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PREFACE 

Mtor4a-Chief ,   during   the  preparation  of  this  Handbook,  has 

ftisr.  The  publication  of  a  reference  book  which  would  include  reli 

td  mmpHienave?    iniormation    on  all  branches  of  highway  engine* 

oi  rested  subjects  -which    would  prove  useful  to  highway  officials,  < 

f*n.  rhrmists,  contractors,    and   engineer-salesmen  of  highway  mate 

ad  machinery. 

Se(oxd.  To  include   the    fundamentals  of  administration  and  orgai 
kc  of  highway  departments,   financing  of  highway  improvements,  pre 
~ary  investigationa  of  highway  projects,  traffic  investigations  and  ret 
>:n3,  grading,  drainage,    foundations,  street  cleaning,  snow  removal 
xrp+^A  of  waste;  the  design  of  highways  and  highway  systems;  the  de 
4  k4d  and  office  practice;  the  essential  elements  of  the  chemistry  and 
^nug  of  hiuuninous  materials;  and  a  glossary  of  terms  used  in  high 
<jdn«»**rvrig. 
Thikx>.  To  include  in  each  of  the  sections  devoted  to  the  several  t; 
i  roads  and  pavements,    descriptions  of  the  characteristics  of  mate 
ad  standard  methods  of  testing,  discussions  and  recommendations  rels 
c  f*>ns»truction  methods  and  the  use  of  mechanical  appliances,  autho 
:v*  «peacinrations  covering  materials  and  methods  of  construction,  rea 
or  failures,  methods  of  maintenance  and  cost  data. 

F«irrK-rH.  To  include  essential  and  usable  information  pertaining  tc 
tv-<i  fields  of  science  which  the  highway  engineer  is  called  upon  to  w 
*  a.n^-etion  with  his  work,  such  as  mathematics,  mechanics,  structural 
*ri_il«%,  engineering  geology,  and  the  design  and  preservation  of  super- 
* -  r  •— rtroc  tnres. 

Fifth.  To  present  opinions  of  specialists  pertaining  to  theoretical 
:*-%-  ti^-ai   details,  the  satisfactory  solution  of  which  has  not  been  ace 
^a-fc.e.1. 

To  include  all  standard  tests  and  specifications  pertaininj 

l>-  work  which  have  been  adopted  by  technical  societies,  and  ty] 

»^*-T*i^-atiott9  and  methods  of  practice  which  have  been  successfully  use* 

F-d*rral,  state,  county   and  municipal  departments,  commercial  orgai 

-  «t-  and  engineers  of  experience. 

^ErEVTH.  To  present,  thru  the  medium  of  bibliographies,  reference 
v^iftoritative  books  and  the  most  important  literature  contained  in 
;«-,r«" readings  of  societies  and  technical  periodicals. 

EiioflTB.  To  present  the  subject  of  cost  data  from  a  conservative  sfc 
p»n-.t„  giving  the  range  of  cost  of  materials  and  methods  of  construe 
«=>  ^er  normal  and  average  conditions,  and  to  draw  attention  to  the  set 
-x.~ia.Mf-s  which  must  be  taken  into  consideration  in  making  estimate 
*"'-**  and  analyzing  cost  records. 

Ni.fTH.  The  compilation  of  a  comprehensive  Index  so  arranged  that 
^■^i^r  may  readily  find  important  subject  headings  of  highway  engir 
:  i-  ar*d  have  accessible,  in  one  group,  all  references  to  any  special  sub 
The  Handbook  has  required  three  years  for  its  preparation  by  the  Ed 
"  -*  Kief  and  seventeen  Associate  Editors  and  their  collaborators. 
^rt  of  1579  pages  includes  559  articles,  369  tables  and  607  figures. 
it-'icx  occupies  78  pages  and  contains  about  8000  references. 

Ill 
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In  the  design  of  the  Handbook,  the  Editor-in-Chief  adopted  the  uni 
system  of  compilation.  The  field  of  highway  engineering  and  closely  alliei 
subjects  was  divided  into  twenty-nine  sections.  In  consultation  with  eacl 
Associate  Editor,  a  detailed  outline  of  each  section  was  compiled,  thu 
avpiding  duplications  of  material  as  far  as  practicable.  All  the  materia 
submitted  by  the  Associate  Editors  has  been  edited  to  obtain  uniformit: 
of  arrangement,  abbreviations  and  typography,  and  to  connect  the  b&6 
tions  by  cross  references. 

Some  repetitions  have  been  found  advisable  in  cases  where  the  sarru 
subject  is  treated  from  different  viewpoints.  For  example,  grades  are  dis 
cussed  in  the  sections  on  Preliminary  Investigations,  Office  and  Fielc 
Practice,  Planning  of  Roads  and  Road  Systems,  Planning  of  Streets  anc 
Street  Systems,  Comparison  of  Roads  and  Pavements,  and  the  section! 
pertaining  to  the  various  types  of  roads  and  .  pavements.  The  reader 
therefore,  in  seeking  information  on  any  given  subject  should  consult  the 
table  of  contents  in  order  to  obtain  a  general  idea  of  the  interrelation- 
ship of  the  contents  of  the  several  sections,  and  refer  to  the  index  for  a 
complete  list  of  references  on  that  subject. 

At  the  end  of  each  section  will  be  found  a  bibliography,  in  which  each 
author  has  been  assigned  a  number.  In  case  there  is  reference  to  more 
than  one  article  by  an  author  in  a  given  section,  the  several  articles  arc 
further  designated  by  letters.  References  to  the  bibliographies  are  made 
in  the  text  by  enclosing  in  parentheses  the  reference  number  or  the  numbei 
followed  by  a  letter,  as,  for  example,  (14)  or  (43d). 

The  abbreviations  used  in  the  Handbook  may  be  grouped  in  two  gen- 
eral classes:  First,  periodicals  and  technical  societies;  and  second,  units  oi 
measurement  and  technical  terms.  The  reader  will  find  abbreviations 
listed  after  the  Table  of  Contents  under  the  heading,  List  of  Abbrevia- 
tions. As  far  as  practicable  standard  abbreviations  have  been  used,  but 
unfortunately  such  standards  do  not  exist  for  many  abbreviations  em- 
ployed. The  standard  abbreviations  for  units  of  measurement  as  adopted 
by  the  Joint  Committee  of  the  National  Engineering  Societies  have  been 
used.  In  the  case  of  the  abbreviations  most  frequently  used,  periods  have 
not  been  employed  thus  saving  considerable  space  in  the  text.  The  stand- 
ard abbreviations  of  the  Century  Dictionary  for  states,  days  of  the  week, 
and  months  of  the  year  have  been  employed  but,  as  they  are  in  common 
use,  they  have  not  been  included  in  the  list  of  abbreviations. 

Many  tables  have  been  included  in  the  various  sections  and  are  referred 
to  in  the  Index  under  the  subject  to  which  they  belong.  For  ready  refer- 
ence, all  mathematical  tables  are  especially  listed  in  the  Index  under  the 
title,  Tables,  mathematical. 

The  Editor-in-Chief  gratefully  acknowledges  his  indebtedness  to  the 
technical  societies,  highway  departments,  commercial  associations,  periodi- 
cals, engineers,  and  chemists,  whose  writings  have  been  quoted,  and  tc 
authors  who  have,  in  a  broad-minded,  friendly  spirit  of  cooperation,  given 
permission  to  use  certain  material  from  copyrighted  books.  In  all  eases 
full  credit  has  been  given  either  in  the  text  or  by  reference  to  the  bibliogra- 
phies. To  the  Associate  Editors  and  their  collaborators  and  to  the  pub- 
Ushers,  printers  and  the  personal  staff  of  the  Editor-in-Chief,  sincere  thanks 
are  tendered  for  their  hearty  cooperation  during  the  preparation  and  pub- 
lication of  the  Handbook. 

Arthur  H.  Blanchard. 

New  York,  November,  1918. 
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1.    General  Considerations 

Since  1910  considerable  attention  has  been  devoted  to  the  formulation 
of  a  terminology  of  highway  engineering  in  order  that  literature  and  specifi- 
cations might  be  easily  understood,  and  costly  mistakes  avoided  on  the 
put  of  engineers,  contractors,  and  others  connected  with  highway  work 
doe  to  misinterpretation  of  terms  in  contracts  covering  the  construction 
tod  maintenance  of  highways. 

The  terminology  of  highway  engineering  has  been  developed  and  standard- 
bed  mainly  thru  the  work  of  committees  of  the  Permanent  International 
Association  of  Road  Congresses,  the  American  Society  of  Civil  Engineers 
•ad  the  American  Society  for  Testing  Materials.  Some  terms  used  in 
fcghway  engineering  have  been  defined  and  explained  in  reports  of  the 
Engineering  Standards  Committee  of  Great  Britain  and  of  committees  of  the 
American  Society  for  Municipal  Improvements,  the  American  Railway 
Engineering  Association,  the  American  Wood  Preservers'  Association,  the 
National  Conference  on  Concrete  Road  Building,  the  American  Concrete 
Institute,  the  City  Planning  Conference,  and  the  Society  for  the  Promotion 
of  Engineering  Education. 

Key  to  American  Terminology.  The  following  key  indicates  the  society, 
eommittee  or  individual  proposing  or  adopting  certain  definitions  given 
■  Art.  2.  In  cases  where  no  indicators  or  references  are  given,  the  defl- 
ations are  proposed  by  the  author. 

•Adopted  by  Am.  Soc.  Test.  Mat.  (12a). 

{Proposed  by  Com.  D-4,  on  Road  Materials,  Am.  Soc.  Test.  Mat  (12b), 
bat  not  adopted  (1917)  by  the  Society. 

tProposed  by  Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc.  C.  E.  (10). 

••Adopted  by  Am.  Ry.  Eng.  Assn.  (9). 

ttproposed  by  Com.  on  Nomenclature-,  Am.  Concrete  Inst.  (7). 

t  tProposed  by  Prevost  Hubbard  (5). 

•••Proposed  by  James  F.  Kemp  (6). 

Itinsa  Terminology.  For  the  use  of  British  highway  officials,  engineers 
•ad  chemists,    and  Americans  who  read  highway  engineering  literature 
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emanating  from  Great  Britain,  the  definitions  of  certain  terms  peculiar  to 
British  practice,  and  definitions  of  terms   used  in  American  practice  but'  * 
vhich  are  given  a  different  meaning  in  Great  Britain,  have  been  included  ,L 
n  Art.  2.     In  each  instance  the  term  has  been  followed  by  the  word  British.*^ 
rhe  British  definitions  have  been  taken  from  the  report  of  British  Engineers 
[16)  to  the  Third  International  Road  Congress,  London,  1913,  designated  ^  ** 
3ya*;  the  report  of  the  Engineering  Standards  Committee  (15),  designated     *• 
)y  a  t;  and  from  the  writings  of  Boulnois  (3a)  and  (13),  designated  by  a|.     l- 
[n  Art.  3  will  be  found  explanations  relative  to  the  British  terminology    - 
covering  bituminous  material  terms  presented  by  the  Engineering  Standards    ' 
Committee  of  Great  Britain  and  discussion  of  this  nomenclature  by  Com-    -■  < 
nittee  D-4  on  Road  Materials,  Am.  Soc.  Test.  Mat.  ^ 

2.  Definitions  of  Terms  Used  in  Highway  Engineering 

Abrasion.     The  act  of  wearing  or  rubbing  off  or  away  by  friction  or    •- 
ittrition.     (Century  Dictionary.) 

Abutment.**  A  supporting  wall  carrying  the  end  of  a  bridge  or  span 
ind  sustaining  the  pressure  of  the  abutting  earth.  The  abutment  of  an 
irch  is  commonly  called  a  bench  wall. 

Aggregate,  tt  The  inert  material,  such  as  sand,  gravel,  shell,  slag  or 
broken  stone,  or  combinations  thereof,  with  which  the  cementing  material 
s  mixed  to  form  a  mortar  or  concrete. 

Aggregate  (British*).  The  material  comprising  the  main  portion  of 
the  surfacing.  . ! 

Amorphous.  A  textular  term  used  to  describe  a  rock  structure  without 
iefinite  form  or  crystalline  composition. 

Aqueous  Rocks.    Rocks  which  have  been  formed  thru  the  agency  of  water. 

Arkose.     A  coarse  feldspathic  sandstone. 

Artificial  Foundation.     See  Foundation. 

Ashlar.**    A  squared  or  cut  block  of  stone  of  rectangular  dimensions. 

Asphalt. t*     Solid    or   semi-solid   native   bitumens,    solid    or   semi-solid 
bitumens  obtained  by  refining  petroleums,  or  solid  or  semi-solid  bitumens     " 
which  are  combinations  of  the  bitumens  mentioned  with  petroleums   or   .. 
derivatives  thereof,  which  melt  on  the  application  of  heat,  and  which  consist  -" 
>f  a  mixture  of  hydrocarbons  and  their  derivatives  of  complex  structure, 
largely  cyclic  and  bridge  compounds. 

Asphalt  (British  t )  is  a  road  material  consisting  of  a  mixture  of  bitumen  and 
finely  graded  mineral  matter.     The  mineral  matter  may  range  from    an  .  ' 
impalpable  powder  up  to  material  of  such  a  sise  as  will  pass  thru  a  sieve 
laving  square  holes  of  %  in  siae.  4 

Asphalt  Block  Pavement,  t  One  having  a  wearing  course  of  previously 
prepared  blocks  of  asphaltic  concrete. 

Asphalt  Cement,  f  A  fluxed  or  unfluxed  asphaltic  material,  especially 
prepared  as  to  quality  and  consistency,  suitable  for  direct  use  in  the  manu- 
facture of  asphaltic  pavements,  and  having  a  penetration  of  between  5  and 
250.     Note:     Commonly  designated  in  paving  work  as  A.  C. 

Asphalte  (British t).     Limestone  naturally  impregnated  with  bitumen. 

Asphaltenes.t*  The  components  of  the  bitumen  in  petroleums,  petro- 
leum products,  malthas,  asphalt  cements,  and  solid  native  bitumens,  which 
ire  soluble  in  carbon  disulphide,  but  insoluble  in  paraffin  naphthas. 

A8phaltic.t     Similar  to,  or  essentially  composed  of,  asphalt.  - 

Asphaltic  Concrete  Pavement.  One  composed  of  broken  stone,  broken 
dag,  gravel  or  shell,  with  or  without  sand,  Portland  cement,  fine  inert     * 
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fciroml,  or  combinations  thereof,  and  an  asphalt  cement  incorporated  to- 
ptiwr  by  a  mixing  method. 

Aspasltk  Macadam  Pavement.  One  having  a  wearing  course  of  macadam 
with  the  interstices  filled  by  a  penetration  method  with  an  asphaltic  binder. 

Asaaahic  Petroleum. XX  Petroleum  which,  upon  evaporation  or  frac- 
zcmal  distillation  without  blowing,  will  yield  an  asphalt  cement. 

Attrition  (British  *  ).  Wear  due  to  the  mutual  friction  of  two  surfaces 
of  the  same  material  moving  over  each  other. 

Backing.**  That  portion  of  a  masonry  wall  or  structure  built  in  the 
rear  of  the  face.  It  must  be  attached  to  the  face  and  bonded  with  it. 
it  is  usually  of  a  cheaper  grade  of  work  than  the  face. 

Bank  GraveLJ  Gravel  found  in  natural  deposits,  usually  more  or  less 
intermixed  with  fine  material,  such  as  sand  or  clay,  or  combinations  thereof; 
craveUy  day,  gravelly  sand,  clayey  gravel  and  sandy  gravel,  indicate  the 
T&rying  proportions  of  the  materials  in  the  mixture. 

Barrel  (British  $  ).  The  camber,  contour,  cross-section  or  crossfall  of  a 
ssrf&ce  off  a  carriageway  or  footway. 

Basalt.  A  general  name  given  to  dark,  basic,  volcanic  rocks  of  wide 
•iivtribution,  and  in  a  restricted  sense  employed  as  a  rock  name  for  por- 
peyritic  and  felsitic  rocks  consisting  of  augite,  olivine,  and  plagioclase  with 
varying  amounts  of  a  glassy  base  which  may  entirely  disappear, 
•t  Artificial  foundation. 
**  The  slope  or  inclination  of  the  face  or  back  of  a  wall  from  a 
vertical  plane. 

Batter  Pile.**  One  driven  at  an  inclination  to  resist  forces  which  are 
L.it  vertical. 

(British  *  ).     Support  of  foundations. 

(1)  The  space  left  between  the  top  or  toe  of  slope  and  ex- 
nrmtion  made  for  intercepting  ditches  or  borrow  pits.  (2)  An  approxi- 
CAteiy  horisontal  space  introduced  in  a  slope. 

Binder. t  (1)  A  foreign  or  fine  material  introduced  into  the  mineral 
Portion  of  the  wearing  surface  for  the  purpose  of  assisting  the  road  metal 
t*>  retain  its  integrity  under  stress,  as  well  as,  perhaps,  to  aid  in  its  first 
T&fftrurtion.  (2)  The  course,  in  a  sheet-asphalt  pavement,  frequently  used 
between  the  concrete  foundation  and  the  sheet-asphalt  mixture  of  graded 
■tad  and  asphalt  cement. 

Baxter  Course. XX  A  rather  coarse  bituminous  aggregate  containing  a  rela- 
tmely  small  percentage  of  bitumen,  commonly  used  as  an  intermediate  course 
brtween  the  foundation  and  wearing  course  of  a  sheet-asphalt  pavement. 

lttUM&.t*  A  mixture  of  native  or  pyrogenous  hydrocarbons  and  their 
►■o-metallic  derivatives,  which  may  be  gases,  liquids,  viscous  liquids,  or 
vids,  and  which  are  soluble  in  carbon  disulphide. 

Ktoaaen  (British  f)  is  a  generic  term  for  a  group  of  hydrocarbon  products 
*x<ihle  in  carbon  disulphide,  which  either  occur  in  nature  or  are  obtained 
'T  the  evaporation  of  asphaltic  oils.  The  term  shall  not  include  residues 
frjca  paraffin  oils  or  coal  tar  products.  Note:  Commercial  materials  may 
t*  described  as  Bitumen  if  they  contain  not  less  than  98%  of  pure  Bitumen 
J*  defined  above. 

Bfcf  minims  Aggregate,  tt  A  mineral  or  other  aggregate  containing  bitu- 
bcb  as  a  cementing  medium. 

Bitaainoos  Cement. t  A  bituminous  material  suitable  for  use  as  a 
**ader  having  cementing  qualities  which  are  dependent  mainly  on  its 
!*:aaunous  character. 
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Bituminous  Concrete  Pavement,  t  One  composed  of  broken  stoi 
broken  slag,  gravel,  or  shell,  with  or  without  sand,  Portland  cement,  fi 
inert  material,  or  combinations  thereof,  and  a  bituminous  cement  incc 
porated  together  by  a  mixing  method. 

Bituminous  Emulsion.  $    A  liquid  mixture  in  which  minute  globules 
bitumen  are  held  in  suspension  in  water  or  a  watery  solution. 

Bituminous  Filler.  $$  Bituminous  material  primarily  used  for  filling  t 
joints  in  brick,  block,  concrete,  or  other  pavements. 

Bituminous   Macadam  Pavement,  f    One  having  a  wearing  course 
macadam  with  the  interstices  filled  by  a  penetration  method  with  a  bit 
minous  binder. 

Bituminous  Mastic. XX    A  bituminous  aggregate,  the  mineral  portion 
which  consists  of  very  fine  particles. 

Bituminous  Material,  t  Material  containing  bitumen  as  an  essent 
constituent. 

Liquid  Bituminous  Materials.*  Those  having  a  penetration  at  25° 
(77°  F),  under  a  load  of  50  g  applied  for  1  sec,  of  more  than  350. 

Semi-Solid  Bituminous  Materials.  *  Those  having  a  penetration  at  25* 
(77°  F),  under  a  load  of  100  g  applied  for  5  sec,  of  more  than  10,  and 
penetration  at  25°  C  (77°  F),  under  a  load  of  50  g  applied  for  1  sec,  of  n 
more  than  350. 

Solid  Bituminous  Materials.*  Those  having  a  penetration  at  25° 
(77°  F),  under  a  load  of  100  g  applied  for  5  sec,  of  not  more  than  10. 

Bituminous  Pavement. t  One  composed  of  broken  stone,  broken  sis 
gravel,  shell,  sand,  or  fine  inert  material,  or  combinations  thereof,  ai 
bituminous  cement  incorporated  together. 

Bituminous  Rock.JJ     Rock  naturally  impregnated  with  petroleum 
asphalt. 

Bituminous  Surface,  f    A  superficial  coat  of  bituminous  material  wi 
or  without  the  addition  of  stone  or  slag  chips,  gravel,  sand,  or  material 
similar  character. 

Blanket  t     See  Carpet. 

Bleeding,  f  The  exudation  of  bituminous  material  on  the  roadwi 
surface  after  construction. 

Blinding  Material  (British*).  Material  used  for  spreading  over  surf  a 
tarring  or  as  a  surface  dressing  for  water-bound  macadam. 

Blown  Petroleums.*  Semi-solid  or  solid  products  produced  primarily  1 
the  action  of  air  upon  liquid  native  bitumens  which  are  heated  during  ti 
blowing  process. 

Bog.**  Soft,  spongy  ground,  usually  wet  and  composed  of  more  or  le 
vegetable  matter. 

Bond.f  The  combined  action  of  inertia,  friction,  and  of  the  forces  ■ 
adhesion  and  cohesion  which  helps  the  separate  particles  composing  a  cru 
or  pavement  to  resist  separation  under  stress.  Mechanical  bond  is  the  boi 
produced  almost  wholly,  in  a  well  built  broken  stone  macadam  road,  t 
the  interlocking  of  angular  fragments  of  stone  and  the  subsequent  filling  i 
the  remaining  interstices  with  the  finer  particles. 

Bond.**  In  stone  or  brick  masonry,  the  mechanical  disposition  of  ston 
brick  or  other  building  blocks  by  overlapping*  to  break  joints. 

Borrow  Pit.**    An  excavation  made  for  the  purpose  of  obtaining  materia 

Bottoming  (British  *).     See  Foundation. 

Boulder  Pavement  (British*).     Road  paving  formed  of  cobblestones. 

"found,  t    Bonded. 


An.  2     Definitions  of  Terms  Used  in  Highway  Engineering  5 

Brrcitrsors-BouND.t      Bonded  with  the  aid  of  bituminous  material. 
WAiTB-BocND.t      Bonded  with  the  aid  of  water. 
(British  *  ).     See  Quarters. 
A  rock  composed  of  angular  fragments  larger  than  sand  grains, 
rorated  together,  and  often  presenting  a  variety  of  colors. 

Breeze  {.British  X  )•     Small  coal,  ashes,  clinker,  or  cinders;  sometimes 
used  for  binding. 
Brick  Pavement,  t    One  having  a  wearing  course  of  paving  bricks  or 

Bridge. t  A  structure  for  the  purpose  of  carrying  traffic  over  a  gap  in 
the  road-bed  measuring  10  ft  or  more  in  the  clear  span. 

Braah.*"  Trees  less  than  4-in  stump-top  diameter,  shrubs  or  branches 
atf  trees  that  have  been  cut  off. 

Burnt  Clay.**  A  clay  or  gumbo  which  has  been  burned  into  material 
for  b&lLfc*. 

By-Pass  Road  (British  t  )•  Generally  applied  to  a  road  which  diverts 
•h-  traffic  for  a  short  distance  so  as  to  avoid  congestion  of  traffic  in  a  town 
nr  elsewhere. 

Camber  of  a  Bridge,  f  The  rise  of  its  center  above  a  straight  line  thru 
lis  ends. 

Camber  of  a  Road.f    See  Crown. 

Cap.**  A  block  used  to  protect  the  head  of  a  pile  and  to  hold  it  in  the 
md*  during  driving. 

Cafbeses-t*  The  components  of  the  bitumen  in  petroleums,  petroleum 
r^'durts,  malthas,  asphalt  cements,  and  solid  native  bitumens,  which  are 
•i.utjk'  in  carbon  disulphide,  but  insoluble  in  carbon  tetrachloride. 

Carpet. f     A    bituminous    surface    of    appreciable    thickness,    generally 
'jrraad  on  top  of  a  roadway  by  the  application  of  one  or  more  coats  of 
r ominous  material  with  gravel,  sand,  or  stone  chips  added. 

Carpeting  Medium. XX  Bituminous  material  applied  to  a  road  surface 
xiruurily  for  protecting  the  road  proper  from  the  wear  and  tear  of  traffic 
urn  the  formation  of  a  mat  or  carpet  covering. 

(British  * ).     Portion  of  road  used  by  vehicles. 

(British  X  ).     The  area  from  which  the  surface  or  storm 
»ai*r  is  gathered. 

Catcbptt  (British  X  )•  A  pit  at  the  side  of  the  road  into  which  the  sur- 
t*+  water  drains.     Usually  called  a  gully  or  gully  pit. 

Ctosevay  (British  %).  A  narrow  road  or  street  paved  with  stone, 
family  applied  to  a  raised  road  or  a  short  road  to  a  ford  or  ferry. 

("Whiter.  A  teztural  term  used  to  describe  a  rock  structure  containing 
-*£«  dw  to  weathering  out  of  some  constituent. 

Cement.**  A  material  of  one  of  the  three  classes,  Portland,  Natural, 
vA  Puxxolan,  possessing  the  property  of  hardening  into  a  solid  mass  when 
rtned  with  water. 

CeuMBLf  An  adhesive  substance  used  for  uniting  particles  of  other 
=-ar*rials  to  each  other.  Ordinarily  applied  only  to  calcined  cement  rock, 
■r  -,,  artificially  prepared,  calcined,  and  ground  mixtures  of  limestone  and 
*  .*i'Mj9  materials.  Sometimes  used  to  designate  bituminous  binder  used 
•a  "I'm miaous  pavements,  when  the  expression  bituminous  cement  is  under- 
rsmA  to  be  meant. 

Cisu  nt-Concrete.t  An  intimate  mixture  of  gravel,  shell,  slag,  or  broken 
«.  tv*»  particles  with  certain  proportions  of  sand  or  similar  material,  cement, 
K-i  water,  made  previous  to  placing. 
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Cement-Concrete  Pavement,  t  One  having  a  wearing  course  of  hydrauft 
cement-concrete. 

Cemented,  t  Bonded.  Referring  to  water-bound  macadam,  the  tern 
cemented  is  used  to  designate  that  condition  existing  when,  after  roUini 
the  stone  forming  the  crust,  the  remaining  voids  have  been  filled  with  th 
finer  sizes,  and  the  stone  dust  or  flour  has,  under  the  action  of  water,  take 
a  set,  as  does  cement  itself. 

Cement  Gnn-tt  A  trade  name  applied  to  an  apparatus  used  for  th 
placing  of  mortar  under  pressure,  the  characteristics  being  that  the  morta 
is  forced  dry  to  the  nozzle,  hydration  taking  place  at  the  nozzle  and  coii 
cident  with  the  application. 

Cement  Wash,  ft  An  application  of  a  mixture  of  cement  and  watt 
generally  applied  with  a  brush  to  the  surfaces  of  concrete  work,  to  redw 
the  permeability  or  to  give  a  uniform  color  and'  appearance  to  the  concrei 
work. 

Channels  (British*).     The  outer  edges  of  the  carriageway. 

Chats.**  Tailings  from  mills  in  which  zinc,  lead,  silver,  and  other  on 
are  separated  from  the  rocks  in  which  they  occur. 

Cheek  Crusher  (British  %).  A  stone  breaker,  with  jaws  or  cheeks,  i 
distinguished  from  a  roller  or  drum  crusher. 

Chert.*  Compact  silicious  rock  formed  of  chalcedonic  or  opaline  silic 
or  both. 

Chip  Pavement  (British  %).  A  pavement  composed  of  irregular  atoi 
spalls  in  the  form  of  a  mosaic. 

Chips,  t    Small  angular  fragments  of  stone  or  slag  containing  no  dust. 

Cinders.**  The  residue  from  the  coal  used  in  locomotives  and  oth 
furnaces. 

Clay.t  Finely  divided  earth,  generally  silicious  and  aluminous,  whi 
will  pass  a  200-mesh  sieve. 

Clay  (British*).  Fine  grained  non-indurated  sedimentary  depot 
plastic  when  wet. 

Clearing.**  Removing  natural  and  artificial  perishable  obstructions 
grading. 

Clinker.  $  Generally  a  fused  or  partly  fused  by-product  of  the  co 
bustion  of  coal,  but  also  including  lava  and  Portland-cement  clinker,  a 
partly  vitrified  slag  and  brick. 

Coal  Tar.f*  The  mixture  of  hydrocarbon  distillates,  mostly  unsatural 
ring  compounds,  produced  in  the  destructive  distillation  of  coal. 

Coat.f  See  Carpet.  (1)  The  total  result  of  one  or  more  single  surfi 
applications.     (2)  To  apply  a  coat. 

Coke-Oven  Tar.f*  Coal-tar  produced  in  by-product  coke  ovens  in  1 
manufacture  of  coke  from  bituminous  coal. 

Colloidal.  A  textural  term  used  to  describe  a  jelly  or  glue-like  r« 
structure. 

Composite  Paving  (British*).     Road  surface  made  of  artificial  stone. 

Compressed  Asphalts  (British  X  )•  Natural  rock-asphalte  ground  h 
powder,  heated  and  rammed  to  form  a  road  surface. 

Concrete. ft  An  artificial  stone  formed  by  the  mixture  of  hydra* 
cement  with  water  and  an  aggregate  composed  of  hard  inert  particle* 
various  sizes. 

Consistency,  t*    The  degree  of  solidity  or  fluidity  of  bituminous  materia 

Contour.**    The  line  of  intersection   between  a  horizontal  plane    * 

tfvea  surface. 
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A  top  course  of  stone  or  concrete,  generally  slightly  pro- 
JKtific  to  shelter  the  masonry  from  the  weather,  or  to  distribute  the  pres- 
*»  from  exterior  loading. 

Ctrdaroy  (British  % ).     A  term  given  to  the  surface  of  a  carriageway 
that  has  become  ribbed  or  corrugated. 

A  roadway  constructed  by  means  of  small  logs  laid 


Cere  (British  %  ).     The  heart  or  inner  part  of  anything.     A  term  some- 
applied  to  the  subcrust  of  a  carriageway. 

Bar.  ft  A  steel  bar  for  reinforcing  concrete  and  which  has 
or  oblong  projections  on  its  surface  formed  by  special  rolls. 
Surface  (British  *  ).  Undulating  wavy-surface, 
t  One  or  more  layers  of  road  metal  spread  and  compacted 
for  the  formation  of  the  road  or  pavement.  Courses  are  usually 
referred  to  in  the  order  of  their  laying  as  first  course,  second  course,  third 
•sine,  etc     Also  a  single  row  of  blocks  in  a  pavement. 

Creep.    A  slow,  natural,  downward  movement  of  loose  material  on  hillsides 
(sat  Sect.  3.  Art.  12). 

(British  *  ).  Gradual  shearing  of  the  road  crust. 
OiLXt  Tar  distillates,  tars,  and  mixtures  of  tars  with  tar 
which  are  used  by  a  process  of  impregnation  in  the  preservation 
sf  wood.  Note:  This  term  was  originally  confined  to  the  heavier  coal-tar 
efrshllates  carrying  a  large  proportion  of  the  creosols  which  were  present  in 
the  tar  before  distillation. 

Cross  Grip  (British  J ).     A  cutting  or  channel  across  a  road  to  divert 
lee  surface  water  from  one  side  to  the  other. 

Cf*wm.t  The  rise  in  cross-section  from  the  lowest  to  the  highest  part 
•f  the  finished  roadway.  It  may  be  expressed  either  as  so  many  inches, 
of  a  foot,  or  as  a  rate  per  foot  of  distance  from  side  to  center,  for 
the  crown  is  4  in,  or  the  crown  is  ^  in  to  the  foot. 
(British  * ).  Highest  point  of  cross-section  or  carriageway, 
anally  the  center. 

-Ran-t*     The  total  unscreened  product  of  a  stone  crusher. 
-Ron  Stone,  t    The  product  of  a  stone  crusher,  unscreened  except 
the  removal  of  the  particles  smaller  than  remaining  on  about  a  }£-in 


Sand    (British  %  ).     The  sand  or  small  stuff  remaining  after 
*oe«  has  been  crushed  or  broken  in  a  stone  breaker. 

Crest,  f    That  portion  of  a  macadam  or  similar  roadway  above  the 
faeadation  consisting  of  the  road  metal  proper  with  its  bonding  agent  or 


(British  t  )•     The  external  covering  of  a  carriageway;  it  is  some- 
qoahned  as  upper  and  lower  crust  if  there  are  two  layers  making  up 
d»  formation. 

QrjafaBine      A  textural  term  used  to  describe  a  rock  structure  similar 
to  that  of  granite. 
Cal  de-Sac.     A  street  or  alley  which  has  no  outlet  at  one  end.     (Cen- 
EKctioaary). 

t     A  structure  for  the  purpose  of  carrying  traffic  over  a  gap  in 
fe  road-bed,  measuring  less  than  10  ft  in  clear  span. 

Covert-**     An  arched,  circular  or  flat  covered  opening  of  timber,  iron, 
feck,  or  masonry,  carried  under  the  road-bed  for  the  passage  of  water,  or  for 
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Cups  (British  %)•  A  term  applied  to  hollows  or  depressions  in  the  sur- 
faces of  a  carriageway. 

Cot-Back  Products.*  Petroleum,  or  tar  rcsiduums,  which  have  been 
fluxed  with  distillates. 

Dandy  (British  %).  A  portable  can  for  the  distribution  of  tar  or  bi- 
tuminous binder.     Also  used  to  designate  a  portable  mixing  vessel. 

Dead  Oils.-f*  Oils,  with  a  density  greater  than  water,  which  are  distilled 
from  tars. 

Deformed  Bar. ft     A  steel  bar  for  reinforcing  concrete  and  which  has 
projections  on  its  surface  in  order  to  secure  a  mechanical  bond  between" 
the  concrete    and  the   steel.      These    projections    are    formed    either    by 
passing  the  bar  thru  specially  shaped  rolls  or  by  twisting  the  bar. 

Dehydrated  Tars.f*    Tars  from  which  all  water  has  been  removed. 

Diabase.  Crystalline-granular  igneous  rocks,  consisting  essentially  of 
plagioclase,  augite,  and  magnetite,  with  or  without  olivine. 

Diorite.  Granitoid  rock  consisting  essentially  of  plagioclase  and  horn* 
blende,  with  usually  more  or  less  biotite. 

Disintegrate  (British  *  ).     Loosening  or  breaking  up. 

Disintegrated  Granite.**  A  natural  deposit  of  granite  formation,  whiclt 
on  removal  from  its  bed  by  blasting  or  otherwise,  breaks  into  particles  of 
size  suitable  for  ballast. 

Ditch,  t  The  open  side  drain  of  a  roadway,  usually  deep  in  proportion 
to  its  width,  and  unpaved. 

Dolerite.***     Coarsely  crystalline  basalts. 

Dolomite.  A  native  carbonate  of  calcium  and  magnesium,  occurring 
as  a  crystallized  mineral,  and  also  on  a  large  scale  in  granular  crystalline 
rock  masses. 

Dowels.**     Metal  bars  used  to  connect  two  sections  of  masonry. 

Drainage,  t  Provision  for  the  disposition  of  water.  See  Sub-drainage, 
Surface  Drainage  and  V-Drainage. 

Drainage.**  The  interception  and  removal  of  water  from,  upon  01 
under  the  roadway. 

Dressing.**    The  finish  given  to  the  surface  of  stones  or  concrete. 

Dribbling  (British  * ).  Placing  small  quantities  of  material  in  road 
depressions  to  restore  the  surface  to  its  original  shape. 

Drop  Hammer.**  One  which  is  raised  by  means  of  a  rope  and  then 
allowed  to  drop.  ^ 

Dry  Masonry.**  Masonry  in  which  stones  arc  built  up  without  th* 
use  of  mortar. 

Dustt  Earth  or  other  matter  in  fine,  dry  particles,  so  attenuated  thaj 
they  can  be  raised  and  carried  by  air  currents.  The  product  of  the  crushei 
passing  thru  a  fine  sieve. 

Dust  Layer. t  Material  applied  to  a  roadway  for  temporarily  preventing 
the  formation  or  dispersion  under  traffic  of  distributable  dust. 

Earth  Road.t     A  roadway  composed  of  natural  earthy  material. 

Elevation  or  Height.**  The  distance  of  any  given  point  above  or  belo^t 
an  established  plane  or  datum. 

Embankment  or  Fill.**  A  bank  of  earth,  rock  or  other  material  con- 
structed above  the  natural  ground  surface. 

Emulsion,  t  A  combination  of  water  and  oily  material  made  miscil>l« 
with  water  thru  the  action  of  a  saponifying  or  other  agent.  See  Bituminout 
Emulsion. 

Encased  Knot.*     An  encased  knot  is  one  whose  growth  rings  are  not  inter 
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pnvn  and  homogeneous  with  the  growth  rings  of  the  piece  it  is  in.  .  The 
Sftspment  may  be  partial  or  complete;  if  intergrown  partially  or  so  fixed 
j>  growi h  or  position  that  it  will  retain  its  place  in  the  piece,  it  shall  be 
utat-krwi  a  sound  knot;  if  completely  intergrown  on  one  face,  it  is  a 
rakf-Ught  knot. 

EagEsk  Bond.**  That  disposition  of  bricks  in  a  structure  in  which  each 
eune  is  composed  entirely  of  headers  or  of  stretchers. 

£aid*orite.     Diabase  whose  augite  is  in  part  altered  to  green  hornblende. 

Bnarttioa  or  Cutting.**  (1)  The  cutting  down  of  the-  natural  ground 
Brf&ne:  (2)  The  material  taken  from  cuttings,  borrow  pits  or  foundation 
m.  (3)  The  space  formed  by  removing  material. 

EiptBded  Metal- ft  A  form  of  concrete  reinforcement  made  of  sheet 
tori  whirh  has  been  slit  and  pulled  out  to  form  a  diamond  mesh. 

*»f  m*i**«  Joint,  f  A  separation  of  the  mass  of  a  structure,  usually  in  the 
ana  of  a  joint  filled  with  elastic  material,  which  will  provide  opportunity 
ar  alight  movement  in  the  structure. 

Extradoc**     The  outer  or  convex  surface  of  an  arch. 

PsLt  Containing  an  excess.  A  fat  asphaltic  mixture  is  one  in  which 
be  jj^halt  cement  is  in  excess  and  the  excess  is  clearly  apparent. 

Fdnte.  Finely  crystalline  varieties  of  quartz-porphyries,  porphyries, 
r  porphyrites  that  have  few  or  no  phenocrysts,  and  that;  therefore,  give 
a  alight  indications  to  the  unaided  eye  of  their  actual  mineralogical 
K3po«ition. 

Idler,  f  <  1)  Relatively  fine  material  used  to  fill  the  voids  in  the  aggregate. 
T)  Material  used  to  fill  the  joints  in  a  brick  or  block  pavement. 

fine  Pointed.**  Having  irregular  surface,  the  variations  of  which  do 
ct  exceed  J  4  in  from  the  pitch  line. 

fixed  Carbon- 1*  The  organic  matter  of  the  residual  coke  obtained 
poa  taming  hydrocarbon  products  in  a  covered  vessel  in  the  absence  of 
r»  oxygen. 

fleaixa.  Bond.**  That  disposition  of  bricks  in  a  structure  in  which  the 
***  rs  and  stretchers  alternate  in  each  course,  the  header  being  so  placed 
tu  *±e  outer  end  lies  on  the  middle  of  a  stretcher  in  the  course  below. 

Uniting  (British  *  ).  A  thin  layer  of  cement  and  sand  or  similar  material 
■>»  *jj  form  a  true  t>ed  for  wood  blocks,  etc. 

Honx.t     Finely  ground  rocks  or  minerals  pulverised  to  an  impalpable 

Rank  CoaLf    See  Seal  Coat. 

yhwttrnc  t  (1)  Completely  filling  the  voids.  (2)  Washing  a  pavement 
w*  an  excess  of  water. 

Fkx-f*  Bitumens,  generally  liquid,  used  in  combination  with  harder 
*xx-t»s  for  the  purpose  of  softening  the  latter. 

Fttaated.  A  textural  term  used  to  describe  a  rock  structure  which  has 
1  W-deiiey  to  split  along  lines  of  stratification. 

Jwrtway.f  The  portion  of -the  highway  devoted  especially  to  pedestrians. 
i  ftiewalk.  *> 

?0«sdatMHi.t  The  portion  of  the  roadway  below  and  supporting  the 
tit  or  pavement. 

Isttficiai*  Foundation,  t  That  layer  of  the  foundation  especially  placed 
*  "fc-  suberade  for  the  purpose  of  reinforcing  the  supporting  power  of  the 
■r^r  iti-eif,  and  composed  of  material  different  from  that  of  the  Bubgrade 

^  4Tc  sal.  Foundation,  t   The  natural  earthy  material  I  >elow  and  support- 
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ing  the  artificial  foundation  or,  if  there  is  no  artificial  foundation,  the  a 
or  pavement. 

Free  Carbon. t*  In  tars,  organic  matter  which  is  insoluble  in  car 
disulphide. 

Free  Haul.**  The  distance  within  which  material  is  moved  witt 
extra  compensation. 

Gabbro.  Igneous  rocks  of  granitoid  texture,  consisting  of  plagioc 
and  diallage,  but  as  now  employed,  any  monoclinic  pyroxene  may 
present,  with  or  without  diallage. 

Gas-House  Coal  Tar.f*  Coal  tar  produced  in  gas-house  retorts  in 
manufacture  of  illuminating  gas  from  bituminous  coal. 

Gauge  (British  $ ).  A  standard  of  measure.  The  term  gauge  has  t 
adopted  by  the  Engineering  Standards  Committee  to  designate  the  si 
dard  group  of  sizes  into  which  broken  stone  has  been  divided,  and 
term  size  has  been  adopted  for  the  sub-division  of  the  gauge. 

Gin  Pole. "ft  A  pole  or  mast  to  which  a  block  and  tackle  are  attached 
the  purpose  of  hoisting  materials. 

Glass.  A  textural  term  used  to  describe  an  amorphous  rock  struc 
formed  by  the  quick  chilling  of  a  fused  lava. 

Gneiss.41**  Laminated  or  foliated  granitoid  rock  that  correspond! 
mineralogical  composition  to  some  one  of  the  plutonic  rocks. 

Grade,  t  (1)  The  profile  of  the  center  of  the  roadway,  or  its  rate  of 
or  fall.  (2)  Elevation.  (3)  To  establish  a  profile  by  cuts  and  fills  or  ea 
work.  (4)  To  arrange  by  sizes,  broken  stone,  gravel,  sand,  or  combinati 
of  such  materials. 

Graded  (British  *  ).     Sorted  according  to  size. 

Gradient.**     The  rate  of  inclination  of  the  grade-line  from  the  horizon 

Granite.*  A  granitoid  igneous  rock  consisting  of  quartz,  orthocl 
more  or  less  oligoclase,  biotite,  and  muscovite.      See  Disintegrated  Grai 

Granitoid.*  A  textural  term  to  describe  those  igneous  rocks  which 
entirely  composed  of  recognizable  minerals. 

Granolithic. ft  A  floor  surface  formed  by  a  mixture  of  cement  and  i 
fine  crushed  stone  and  sometimes  an  addition  of  sand,  it  being  trowi 
smooth  while  wet  and  allowed  to  harden. 

Granular.  A  textural  term  used  to  describe  a  rock  structure  made 
of  distinct  grains. 

Gravel,  t  Small  stones  or  pebbles  usually  found  in  natural  deposits  n 
or  less  intermixed  with  sand,  clay,  etc,  but  in  which  mixture  the  parti 
which  will  not  pass  a  10-raeah  sieve  predominate. 

Gravel.**  Worn  fragments  of  rock,  occurring  in  natural  deposits,  t 
will  pass  thru  a  2H-in  ring  and  be  retained  upon  a  10-mesh  sieve. 

Greywacke.  Metamorphosed,  shaly  sandstones  that  yield  a  ton 
irregular  breaking  rock. 

Grit.it     Stone  chips,  slag  chips,  or  small  gravel. 

Grit  (British  *  ).     A  coarse  grained  sandstone. 

Ground  Water.  Water  which  sinks  into  the  earth  and  moves  t 
cracks  and  pores  in  soil  or  rock  (see  Sect.  3,  Art.  12). 

Grout.**    A  mortar  of  liquid  consistency  which  can  easily  be  poured 

Grubbing.**    Removing  stumps  and  roots. 

Gulley  (British  *  ).     Trap  or  opening  leading  into  drain. 

Gumbo.**  A  term  commonly  used  for  a  peculiarly  tenacious  cl 
containing  no  sand. 

Gutter,  t    The    artificially    surfaced    and    generally  shallow   water* 
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provided  anally  at  the  sides  of  the  roadway  for  carrying  surface  drainage. 
OtaaonaDy  used  synonymously  with  ditch,  but  incorrectly  so,  as  gutters 
are  always  paved  or  otherwise  surfaced,  and  ditches  are  not. 

Guy  Derrick,  tt  A  derrick,  the  mast  of  which  is  secured  by  guy  ropes 
to  '*  dead  men  "  or  to  other  anchorages. 

Haad  Pitched  (British  %).  A  term  used  to  designate  a  foundation,  or 
bottom  coarse,  of  a  carriageway  constructed  of  large  stones,  placed  care- 
fully by  hand. 

Hard  Core  (British  *  ).  Materials  such  as  chalk,  brick,  rubbish,  clinker, 
ate.  used  for  the  foundation  of  a  road. 

Hardness.  The  property  of  a  material  which  enables  it  to  resist 
abrasion  of  its  surface. 

Hardsell.  A  soil  which  may  be  either  (1)  a  very  dense  subsoil,  such  as 
tough  day;  (2)  a  cemented  layer  in  the  soil,  where  ground  waters  have 
precipitated  a  local  binder  of  silica  carbonates,  iron  oxides,  etc;  or  (3)  dense 
clayey  glacial  drift  (see  Sect.  3,  Art.  8). 

Hardwood  (British  *  ).     Jarrah,  Karri,  oak. 

Haanches.t  The  aides  or  flanks  of  a  roadway.  Sometimes  also  called 
•iTiarters. 

Header.**  A  atone  which  has  its  greatest  length  at  right  angles  to  the 
(are  of  the  wall,  and  which  bonds  the  face  stones  to  the  backing. 

Heartwood.**  The  older  and  central  part  of  a  log,  usually  darker  in 
c*4or  than  sapwood.  It  appears  in  strong  contrast  to  the  sap  wood  in  some 
fprros,  while  in  others  it  is  but  slightly  different  in  color. 

Highway. t  The  entire  right-of-way  devoted  to  public  travel,  including 
the  sidewalks  and  other  public  spaces,  if  such  exist. 

Hoggin  (British  %).  A  name  sometimes  given  to  a  red  marly  gravel, 
wed  as  a  binder. 

HolocxystaHine.  A  textural  term  used  to  describe  a  rock  structure  that 
raosijxs  entirely  of  crystallised  minerals. 

Hornblende  Schist.  A  schistose  rock  consisting  chiefly  of  black  or 
dark-green  hornblende,  but  often  intexlaminated  with  feldspar,  quarts, 
or  i&ica. 

Haians  Soil  formed  by  the  decomposition  of  vegetable  matter  on  the 
Airfare  of  the  ground. 

Igneoos  Rocks.  Rocks  which  have  been  formed  by  mineral  matter 
flowing  upward  in  a  molten  condition  and  cooling  near  the  surface. 

Intercepting  Ditch.**  An  open  artificial  waterway  for  preventing  surface 
eater  from  flowing  over  the  slopes  of  a  cut  or  against  the  foot  of  an  em- 


Iatrados.**    The  inner  or  concave  surface  of  an  arch. 
Iatet  (British  X  )•     Sometimes  used  to  designate  a  refuge  or  place  of 
mlety  for  pedestrians  on  a  carriageway. 

Rag  (British*).  Rough-textured,  semi-crystalline,  sandy  limestone. 
(British*) .     Dividing  line  between  the  footway  and  the  carriageway. 
Kidney  (British  t  )•     The  name  given  to  small,  rounded,  water-worn 
boulders,  formerly  much  used  for  paving. 

Knots.    See  Encased  Knot,  Large  Knot,  Loose  Knot,  Pin  Knot,  Pith 
Kaot,  Rotten  Knot,  Round  Knot,  Sound  Knot  and  Standard  Knot. 

Laitance.**     A  sediment  from  cement  of  concrete  deposited  in  water,  or 
of  concrete,  when  water  is  worked  to  the  surface. 

A  textural  term  used  to  describe  a  banded  structure  which 
of  many  sedimentary  rocks.  > 
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*arge  Knot.*    A  large  knot  is  a  sound  knot,  more  than  1%  in  in  diameter. 

^ayer.f    A  course  made  in  one  application. 

*eads.**     The  upright  parallel  members  of  a  pile  driver  which  support 

i  sheaves  used  to  hoist  the  hammer  and  piles,  and  which  guide  the  h\am- 

r  in  its  movement. 

icking-Up  (British  %).     A  term  applied  to  the  adherence  of  the  surface 

i  carriageway  to  the  face  of  a  wheel  or  of  a  roller. 

limestone.***  ■   Rock  composed  essentially  of  calcium  carbonate. 

A>am.f$     Finely   divided   earthy   material    containing   a   considerable 

portion  of  organic  matter. 

sOO80  Knot.*     A  loose  knot  is  one  not  firmly  held  in  place  by  growth  or 

ition. . 

tfacadam.t     A  road  crust  composed  of  stone  or  similar  material  broken 

5  irregular  angular  fragments  compacted  together  so  as  to  be  interlocked 

1  mechanically  bound  to  the  utmost  possible  extent. 

Iffacadam  (British*).     A  general  term  for  broken  stone  used  for   road 

facing. 

Iialtha8.||    Very  viscous  petroleums. 

Iftarble.     Limestones  which  have  sufficiently  close  texture  to    take   a 

ish. 

darl.     Calcareous  clay  containing  a  minimum  of  15%  of  carbonate  of 

e  and  a  maximum  of  75%  of  clay. 

dassive.    A  textural  term  used  to  describe  igneous  rocks  that   show 

stratification. 

dastic.f    A  mixture  of  bituminous  -material  and  fine  mineral   matter 

tably  made  for  use  in  highway  construction  and  for  application   in   a 

ted  condition. 

dastic  Asphalte  (British  % ).     A  term  applied  to  asphalte  melted    and 

I  in  an  adhesive  condition  on  a  carriageway  or  footway,  as  distinguished 

ii  compressed  asphalte. 

dat.f     See  Carpet. 

tfatrix.*f     The  binding  material  or  mixture  of  binding  material  and  fine 

regate  in  which  the  large  aggregate  is  embedded  or  held  in  place. 

desh.tt     The  square  opening  of  a  sieve. 

dotal,  f    See  Road  Metal. 

detailing  (British  *  ).     (1)  Broken  stone  and  other  materials  composing 

d  surface.     (2)  To  lay  coating  of  broken  stone  on  road. 

detamorphic   Rocks.     Rocks  which   have   been  changed   by   dynamic 

chemical  agencies  from  their  original  condition. 

dortar.f     A  mixture  of  fine  material  such  as  sand,  cement,  and  water 

other  liquid  suitably  proportioned  and   incorporated    together   for    the 

pose  for  which  it  is  used. 

tfush.t     A  greasy  mud  sometimes  found  on  bituminous  crusts. 

dushroomed   (British*).     Raising  of  a  wood  paved  surface,  owing   to 

ifficient  allowance  for  lateral  expansion. 

Naphthalene.  t$     A  solid  crystalline  highly  volatile  hydrocarbon  occur- 

I  principally  m  tars,  and  having  the  chemical  formula  CioHg. 
Native  Asphalt.*     Asphalt  occurring  as  such  in  nature. 

Native  Bitumen  (British t)  is  bitumen  found  in  nature,  carrying  in  busj>oh- 
i  a  variable  proportion  of  mineral  matter.     The  term  Native  Bituro0n 

II  not  be  applied  to  the  residuals  from  the  distillation  of  asphaltic  oila% 
Native  or  Rock  Asphalt  (Britishf)  is  a  rock  which  has  been  impregnated 
nature  with  bitumen. 


lit.  2     Definitions  of  Terms  Used  in  Highway  Engineering  13 

Batumi  Bed.**    The  surfaces  of  a  stone  parallel  to  its  stratification. 

mUnral  Cement.**  This  term  shall  be  applied  to  the  finely  pulverised 
product  resulting  from  the  calcination  of  an  argillaceous  limestone  at  a 
temperature  only  sufficient  to  drive  off  the  carbonic  acid  gas. 

Batumi  Foundation.    See  Foundation. 

Kente.***  Rock  of  the  gabbro  family  that  consists  of  plagioclase  and 
crthorhombic  pyroxene,  usually  hyperosthene. 

Karma!  Temperature.  Jt  As  applied  to  laboratory  observations  of  the 
physical  characteristics  of  bituminous  materials,  is  25°  C  (77°  F). 

Ofl  Asphalt.  XX     Asphalt  manufactured  directly  from  petroleum. 

Oil-Gas  Tare.*t  Tars  produced  by  cracking  oil  vapors  at  high  tempera- 
tures in  the  manufacture  of  oil-gas. 

Overhaul.**  The  number  of  cubic  yards  moved  thru  the  overhaul 
distance  multiplied  by  the  overhaul  distance  in  units  of  100  ft. 

Overhaul  Distance.**  The  distance  beyond  the  free-haul  limit  that 
material  is  hauled  in  constructing  the  roadway,  for  which  extra  compen- 
sation is  allowed. 

Palliative,  t     A  short-lived  dust  layer. 

Parafin  Petroleum.  £$  Petroleum  which,  upon  evaporation  or  frac- 
tional distillation,  will  yield  a  greasy  residue  containing  an  appreciable 
quantity  of  paraffin  hydrocarbons. 

Patching,  t  Repairing  or  restoring  small  isolated  areas  in  the  surface 
of  the  metaled  or  paved  portion  of  the  highway. 

Pavement,  f  The  wearing  course  of  the  roadway  or  footway,  when 
constructed  with  a  cement  or  bituminous  binder,  or  composed  of  blocks 
or  slabs,  together  with  any  cushion  or  binder  course. 

Pea  Gravel,  t     Clean  gravel,  the  particles  of  which  approximate  peas  in 


Soil  formed  by  the  decomposition  of  vegetable  matter  under 
water. 

Pegmatite.  Very  coarse  granites,  such  as  have  large  quarts,  feldspar, 
musrovite,  biotite,  tourmaline,  beryl,  and  other  characteristic  minerals. 

Penetration,  t  The  consistency  of  a  bituminous  material  expressed  as 
the  distance  that  a  standard  needle  vertically  penetrates  a  sample  of  the 
material  under  known  conditions  of  loading,  time  and  temperature.  Where 
the  conditions  of  test  are  not  specifically  mentioned,  the  load,  time  and 
temperature  are  understood  to  be  100  g,  5  sec,  and  25°  C  (77°  F),  respectively, 
and  the  units  of  penetration  to  indicate  hundredths  of  a  centimeter. 

Penetration  Method,  f  The  method  of  constructing  a  bituminous 
ma*»EdftT»  pavement  by  pouring  or  grouting  the  bituminous  material  into 
the  upper  course  of  the  road  material  before  the  binding  of  the  latter  has 
been  completed. 

Petroleum.  £     Liquid  bitumen  occurring  as  such  in  nature. 

Petrel  Motor  Roller  (British  *  ).     Roller  driven  by  internal  combustion 

engine. 

Pile.**  A  member  usually  driven  or  jetted  into  the  ground  and  deriving 
he  support  from  the  underlying  strata,  and  by  the  friction  of  the  ground  on 
its  furf ace. 

Pin  Knot.*     A  pin  knot  is  a  sound  knot  not  over  H  in  in  diameter. 

Pitch. f*  Solid  residue  produced  in  the  evaporation  or  distillation  of 
bitumens,  the  term  being  usually  applied  to  the  residue  obtained  from  tar. 

Habd  Pitch,  f    Pitch  showing  a  penetration  of  not  more  than  10. 
i  Sort  Fitch,  t    Pitch  showing  a  penetration  of  more  than  10. 
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Pitch  (British  f)  is  the  solid  or  semi-solid  residue  from  the  partial  evapora- 
tion or  distillation  of  tar. 

Pitch  Grouting,  Double  (British  *  ).  Two  separate  coats  of  macadam, 
each  separately  grouted  with  a  mixture  of  pitch,  tar,  and  sand. 

Pitch  Grouting,  Single  (British  *  ).  A  single  layer  of  macadam  grouted 
with  a  mixture  of  pitch,  tar,  and  sand. 

Pitch  Pockets.*  Pitch  pockets  are  openings  between  the  grain  of  the 
wood  containing  more  or  less  pitch  or  bark.  These  shall  be  classified  as 
small,  standard  and  large  pitch  pockets. 

Small  Pitch  Pocket.     A  small  pitch  pocket  is  one  not  over  %  in  wide. 

Standard  Pitch  Pocket.  A  standard  pitch  pocket  is  one  not  over  H  in 
wide,  or  3  in  in  length. 

Large  Pitch  Pocket.  A  large  pitch  pocket  is  one  over  %  in  wide,  or 
over  3  in  in  length. 

Pitch  Streak.*  A  pitch  streak  is  a  well-defined  accumulation  of  pitch 
at  one  point  in  the  piece.  When  not  sufficient  to  develop  a  well-defined 
streak,  or  where  the  fiber  between  grains,  that  is,  the  coarse-grained  fiber, 
usually  termed  spring  wood,  is  not  saturated  with  pitch,  it  shall  not  be 
considered  a  defect. 

Pith  Knot.*  A  pith  knot  is  a  sound  knot  with  a  pith  hole  not  more  than 
\i  in  in  diameter  in  the  center. 

Plutonic  Rocks.  Rocks  which  were  formed  by  the  cooling  of  molten 
mineral  matter  before  it  reached  the  surface. 

Pocket,  f    A  hole  or  depression  in  the  wearing  course. 

Pointing.**     Filling  joints  or  defects  in  the  face  of  a  masonry  structure. 

Porphyritic.  A  textural  term  used  to  describe  a  compact  structure  thru- 
out  which  there  are  large  crystals. 

Porphyry.  Rock  consisting  of  a  very  fine  grained  or  micro-crystalline 
ground-mass  thru  which  are  disseminated  distinctly  recognisable  crystals 
of  some  mineral. 

Portland  Cement**  This  term  shall  be  applied  to  the  finely  pulverized 
product  resulting  from  the  calcination  to  incipient  fusion  of  an  intimate 
mixture  of  properly  proportioned  argillaceous  and  calcareous  materials, 
and  to  which  no  addition  greater  than  3%  has  been  made  subsequent  to 
calcination. 

Pot-Hole,  t    A  hole  extending  below  the  wearing  course. 

Precast  Concrete,  tt  Concrete  which  is  cast  into  forms  and  then  hoisted 
and  set  in  place. 

Profile,  t  A  longitudinal  section  of  a  highway,  generally  taken  along; 
the  center  line. 

Puzzolan  Cement,  as  made  in  North  America.**  An  intimate  mixture 
obtained  by  finely  pulverizing  together  granulated  basic,  blast  furnace  slag 
and  slacked  lime. 

Quarters.!  The  /our  sections  of  equal  width  which,  side  by  side,  make 
up  the  total  width  of  a  roadway. 

Quarters  (British*) .  If  the  cross-section  of  a  carriageway  is  divided  into 
four  equal  portions,  the  outside  portions  are  termed  quarters. 

Rack  (British  %).  To  fill  in  the  joints  between  stone  setts  or  wood 
blocks  with  fine,  sharp  gravel  or  chippings  before  grouting. 

Ramp.**    An  inclined  approach. 

Raveling,  f    The  loosening  of  the  metal  composing  the  crust. 

Refined  Asphalt. %%  Asphalt  which  has  been  subjected  to  a  refining 
process  but  which  i§  ordinarily  too  hard  for  use  in  the  manufacture  of 
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taoafaous  pavements  until  softened  by  combining  it  with  a  flux.     Note: 
r<icanonly  designated  in  paving  work  as  R.  A. 

Refned  Tar-t*  A  tar  freed  from  water  by  evaporation  or  distillation 
which  is  continued  until  the  residue  is  of  desired  consistency,  or  a  product 
produced  by  fluxing  tar  residuum  with  tar  distillate. 

Refoge  (British  *  ).  Raised  platform  in  middle  of  roadway  for  safety 
<i  f*x*  passengers. 

Rcmforced  Concrete. ft  Concrete  in  which  metal,  generally  steel,  has 
hero  etabedded  in  proportionately  small  sections  in  such  a  manner  that  the 
oHaJ  and  the  concrete  assist  each  other  in  taking  stress. 

Reinforcement. ft  The  metal,  generally  steel,  embedded  in  concrete  in 
proportionately  small  sections  in  such  a  manner  that  the  two  materials 
vhui  e&r»h  other  in  taking  stress. 

Renewals,  t  Extensive  repairs  over  practically  the  whole  surface  of  the 
meUled  or  paved  portion  of  the  highway. 

Repairs,  t  The  restoration  or  mending  of  a  considerable  amount  of  the 
sotiakxl  or  paved  portion  of  the  highway,  but  not  usually  of  a  majority 
of  the  surface  area.  More  extensive  than  Patching,  but  less  so  than 
Rroewals. 

Residual  Petroleum. XX  A  liquid  residue  obtained  by  distilling  petroleum 
to  a  point  beyond  which  water  and  oils  accompanying  the  elimination  of 
water  are  removed. 

Resurfacing,  t     The  renewal  of  the  surface  of  the  crust  or  pavement. 

RhyeJite.***  Volcanic  rocks  of  porphyritic  or  felsitic  texture,  whose  pheno- 
eryns  are  prevailingly  orthoclase  and  quarts,  less  abundantly  biotite, 
hornblende,  or  pyroxene,  and  whose  groundmass  is  crystalline,  glassy, 
or  both. 

Riddle  (British  $).     A  sieve,  generally  constructed  with  wire  meshes.      ' 
A  metal  hoop  used  to  bind  the  head  of  a  pile  during  driving.     f 
*    An  opening  between  the  annual  rings. 

Ring  Stones.**1    The  end  voussoirs  of  an  arch. 

Riprap.**  Rough  stone  of  various  sises  placed  compactly  or  irregularly 
ti  prevent  scour  of  water. 

Road.f     A  highway  outside  of  an  urban  district. 

Read-Bed.  f    The  natural  foundation  of  a  roadway. 

Read  Crust  (British  * ) .     See  Wearing  Surface. 

Read  Edge  (British*).     Verge,  kerb,  grass  edge. 

Read  MetaLf  Broken  stone,  gravel,  slag,  or  similar  material  used  .n 
rood  and  pavement  construction  and  maintenance. 

Roadway,  t  That  portion  of  a  highway  particularly  devoted  to  the  use 
of  vehicles. 

Rock  Asphalt,  ft  Sandstone  or  limestone  naturally  impregnated  with 
asphalt. 

Reck  Asphalt  Pavement,  f  A  wearing  course  composed  of  broken  or 
pulverised  rock  asphalt  with  or  without  the  addition  of  other  bituminous 
materials. 

Rock-Paced.**  Presenting  irregular  projecting  face,  without  indications 
'if  tool  mark. 

Roller,  Heavy  (British  *  ).     Roller  over  6  tons  in  weight. 

Roller,  Light  (British  *  ).     Roller  under  6  tons  in  weight. 

Rough  Pointed.**  Having  irregular  surface,  the  variations  of  which  do 
sot  exceed  H  in  from  the  pitch  line. 

Rot,  Dote  and  Red  Heart.*    Any  form  of  decay  which  may  be  evident 
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either  as  a  dark  red  discoloration  not  found  in  the  sound  wood,  or 
presence  of  white  or  red  rotten  spots,  shall  he  considered  as  a  defect. 

Rotten  Knot.*    A  rotten  knot  is  one  not  as  hard  as  the  wood  it  is  in. 

Round   Knot.*    A   round   knot  is  one   which   is   oval   or   circular 
form. 

Rubble.**    Field  stone  or  rough  stone  as  it  comes  from  the  qui 
When  it  is  of  a  large  or  massive  size  it  is  termed  block  rubble. 

Rubble.*    Rough  stones  of  irregular  shapes  and  sizes,  broken  from  larj 
masses,  either  naturally  or  artificially,  as  by  geological  action,  in  qt 
or  in  stone-cutting  or  blasting. 

Rubble  (British  *  ).     Any  disintegrated  rock  found  in  situ. 

Rubble  or  Cyclopean  Concrete. ft    Concrete  in  which  large  stones 
embedded  after  mixing  and  during  placing.  ^ 

Sand.f     Finely  divided  rock  detritus,  the  particles  of  which  will  pass 
10-mesh  and  be  retained  on  a  200-mesh  screen. 

Sand-Clay  Road.f    A  roadway  composed  of  an  intimate  mixture  of 
and  clay. 

Sandstone.    Rock  formed  by  the  consolidation  of  sand. 

Sapwood.**  A  cylinder  of  wood  next  to  the  bark  and  of  lighter  coiai 
than  the  wood  within.     It  may  be  of  uneven  thickness. 

Scabbled.**  Having  irregular  surface,  the  variations  of  which  do  not 
exceed  ££  in  from  the  pitch  line. 

Scarify,  f    To  loosen  and  disturb  superficially. 

Scavenge  (British*).     To  clean. 

Schist.  Thinly  laminated,  metamorphic  rocks  which  split  more  or  less 
readily  along  certain  planes  approximately  parallel  and  differing  from  the 
gneisses  principally  in  the  lack  of  feldspar. 

Schistose.  A  textural  term  used  to  describe  a  rock  structure  which  has 
a  tendency  to  split  along  lines  of  stratification. 

Scores  (British  %  ).     Faint  ruts  or  marks  on  the  surface  of  a  carriageway. 

Screen. ft  In  laboratory  work,  an  apparatus,  in  which  the  apertures  are 
circular,  for  separating  sises  of  material. 

Screenings,  t  Broken  rock,  including  the  dust,  of  a  size  that  will  paas 
thru  a  ^  to  }£-in  screen,  depending  upon  the  character  of  the  stone. 

Seal  Coat.f  A  final  superficial  application  of  bituminous  material  during 
construction  to  a  bituminous  pavement. 

Seepage.  Quiet  emergence  of  water  along  some  rather  extensive  line  or 
surface,  as  contrasted  with  a  spring  whose  water  emerges  from  a  single 
spot  (see  Sect.  3,  Art.  12). 

Sett  (British*).     Stone  block. 

Setting  Up.f  As  applied  to  bituminous  material,  the  relative  quick 
change  which  takes  place  after  its  application  to  a  roadway,  indicated  by 
its  hardening  after  cooling  and  exposure  to  atmospheric  and  traffic  condi- 
tions, as  opposed  to  the  slower  changes  later  occurring  gradually  and  almost 
imperceptibly. 

Shakes.*  Shakes  are  splits  or  checks  in  timbers  which  usually  cause  a 
separation  of  the  wood  between  annual  rings. 

Shaping,  f  Trimming  up  and  preparing  a  subgrade  preparatory  to 
applying  the  first  course  of  the  road  metal  or  artificial  foundation 

Sheet- Asphalt  Pavement,  t  One  having  a  wearing  course  composed  of 
asphalt  cement  and  sand  of  predetermined  grading,  with  or  without  the 
addition  of  fine  material,  incorporated  together  by  mixing  methods. 

Sheet  Pavement,  f    A  pavement  free  from  frequent  joints  such  as  would 
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MooBiaoy  snail  slabs  or  blocks,  and  which  has  an  appreciable  thickness, 
«T  m  excess  of  1  in  on  the  average,  for  its  wearing  course. 

Shut  Piles.**  Piles  driven  in  close  contact  in  order  to  provide  a  tight 
**1.  to  prevent  leakage  of  water  and  soft  materials;  or  driven  to  resist  the 
aicfal  pressure  of  adjacent  ground. 

(British  %  ).     Round,  water-worn,  loose  gravel  and  pebbles. 
A  metal  protection  for  the  point  or  foot  of  a  pile. 

The  portion  of  the  highway  between  the  edges  of  the  road 
nrtal  or  pavement  and  the  gutters,  slopes,  or  water-courses. 
SUt-Df linage,  f     That  along  the  sides  of  the  roadway. 
SMtwiIk-f    The  portion  of  the  highway  reserved  for  pedestrians. 
Scfe.fl    In  laboratory  work,  an  apparatus,  in  which  the  apertures  are 
■pure,  for  separating  sues  of  material. 
S&t    Naturally  deposited  fine  earthy  material,  which  will  pass  a  200- 


Stod-Pu  (Brit  ish  t  )  •    A  shoe  or  drag  used  on  wheels  when  descending  hills. 

Skt-ft  Fused  or  partly  fused  compounds  of  silica  in  combination  with 
fax*  or  other  bases,  resulting  in  secondary  products  from  the  reduction  of 
cinaliii:  ores. 

Sett  Watt.**    A  wall  to  protect  the  slope  of  an  embankment  or  cut. 

Stakes  set  to  indicate  the  top  or  bottom  of  a  slope. 
Having  a  surface,  the  variations  of  which  do  not  exceed  X«  in 
from  the  pitch  line. 

Sbow  Fence.**  A  structure  erected  for  the  purpose  of  forming  artificial 
*idi*»  on  the  windward  side  of  a  cut  at  sufficient  distance  away  to  cause 
s»v  to  deposit  between  the  snow  fence  and  the  cut. 

Soft.*  A  mixture  of  fine  earthy  material,  with  more  or  less  organic  matter, 
ret'iiting  from  the  growth  and  decomposition  of  vegetable  or  animal  matter. 

Send  Knot.*  A  sound  knot  is  one  which  is  solid  across  its  face  and 
vtira  u  as  hard  as  the  wood  surrounding  it;  it  may  be  either  red  or  black, 
ad  ■  so  fixed  by  growth  or  position  that  it  will  retain  its  place  in  the  piece. 

SpsI,**    A  chip  or  small  piece  of  stone  broken  from  a  large  block. 

SnlM  Fragments  broken  off  by  a  blow,  irregular  in  shape,  and  of 
■ffifieot  sue  to  be  comparable  to  the  original  mass. 

Standi  el  WalL**  The  wall  at  the  end  of  an  arch  above  the  springing 
fee  and  extradoa  of  the  arch  and  below  the  coping  or  the  string  course. 

Spriifwood.**  The  inner  part  of  the  annual  ring  formed  in  the  earlier 
put  of  the  season,  not  necessarily  in  the  spring,  and  often  containing  vessels 
•  pofea. 

Spike  Knot.*  A  spike  knot  is  one  sawn  in  a  lengthwise  direction;  the 
**»  or  average  width  shall  be  considered  in  measuring  these  knots. 

fifN*gee-t  A  tool  with  a  rubber  or  leather  edge  for  scraping  or  cleaning 
bid  surfaces,  or  for  spreading  and  distributing  liquid  material  over  and 
■c*  the  superficial  interstices  of  roadways. 

Stmtegoe  Cost-f    An  application  by  means  of  the  squeegee. 

Knot.*     A  standard  knot  is  a  sound  knot  not  over  1^£  in  in 


Hammer.**    One  which  is  automatically  operated  by  the  action 
4  &  steam  cylinder  and  piston  supported  in  a  frame  which  rests  on  the 

pSe.^ 

Sonua.  ft  A  piece  of  metal  reinforcement  placed  in  a  beam  in  order  to 
*srt  tensfle  stresses  in  the  concrete  set  up  by  a  combination  of  shear  and 
hexnudinal  tension. 
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Stone  Block  Pavement,  t  One  having  a  wearing  course  compoeed  < 
stone  blocks  quite  or  nearly  rectangular  in  shape. 

Stone  Chips.*    Small  angular  fragments  of  stone  containing  no  dust. 

Straight-Run  Pitch.*  A  pitch  run  to  the  consistency  desired,  in  th 
initial  process  of  distillation,  without  subsequent  fluxing. 

Stratified.  A  textural  term  used  to  describe  a  rock  structure  compose 
of  parallel  layers. 

Street,  f    A  highway  in  an  urban  district. 

Strength  Crust  (British*).    See  subcrust 

Stretcher.**  A  stone  which  has  its  greatest  length  parallel  to  the  fac 
of  the  wall. 

Subcrust  (British*).  Intermediate  formation  between  the  foundatio 
and  the  wearing  surface. 

Sub-Drain.**  A  covered  drain,  below  the  road-bed  or  ground  surfac* 
receiving  the  water  along  its  length  by  absorption  or  thru  the  joints. 

Sub-  or  Under-Drainage.t    That  below  the  surface. 

Subgrade.f  The  upper  surface  of  the  native  foundation  on  which  : 
placed  the  road  metal  or  the  artificial  foundation,  in  case  the  latter  ; 
provided. 

Subsoil  (British*).  Nature  of  the  ground  on  which  the  foundatior 
are  laid. 

Summerwood.**  The  outer  part  of  the  annual  ring  formed  later  i 
the  season,  not  necessarily  in  the  summer,  being  usually  dense  in  structui 
and  without  conspicuous  pores. 

Supercrust  (British*).     See  Wearing  6urfaoe. 

Superficial  Coat*f    A  light  surf  ace  coat. 

Surcharged  Wall  (British  * ).  Retaining  wall  of  bank  which  slope 
backwards  to  a  higher  level. 

Surface  Coatf    See  Carpet. 

Surface  Drainage,  t    That  on  the  roadway  or  ground  surface. 

Surface-Sealing  (British  % ).  The  final  operation  of  closing  and  makin 
waterproof  the  surface  of  a  carriageway  with  a  bituminous  compound. 

Surface  Treatment,  t  Treating  the  finished  surface  of  a  roadway  wit 
bituminous  'material. 

Surfacing,  t  (1)  The  crust  or  pavement.  (2)  Constructing  a  crust  c 
pavement.  (3)  Finally  finishing  the  surface  of  a  roadway.  (4)  Treatin 
the  surface  of  a  finished  roadway  with  a  bituminous  material. 

Syenite.  Granitoid  rocks  consisting  of  orthoclase,  hornblende,  biotiti 
and  augite. 

Tailings,  t*  Stones,  which  after  going  thru  the  crusher,  do  not  pass  thr 
the  largest  openings  of  the  screen. 

Tar.f*  Bitumen  which  yields  pitch  upon  fractional  distillation  an 
which  is  produced  as  a  distillate  by  the  destructive  distillation  of  bitumeni 
pyro-bitumens,  or  organic  material. 

Tar  (British  f)  is  the  matter,  freed  from  water,  condensed  from  the  volatil 
products  of  the  destructive  distillation  of  hydrocarbon  matter,  whethe 
this  be  contained  in  coal,  wood,  peat,  oil,  etc.  A  prefix  such  as  Coal,  Wooc 
Peat,  Gas  Works,  Blast  Furnace,  Coke  Oven,  etc,  must  be  added  to  th 
word  Tar  to  indicate  the  source  of  origin  or  method  of  production. 

Tar  Concrete  Pavement.    One  composed  of  broken  stone,  broken  slaf 
gravel  or  shell,  with  or  without  sand,  Portland  cement,  fine  inert  material 
or  combinations  thereof,  and  a  tar  cement  incorporated  together  by  a  mixia 
Hod. 
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Tar  lfTyfT^*  Pavement.  One  having  a  wearing  course  of  macadam 
«nh  tbe  interstices  filled  by  a  penetration  method  with  a  tar  binder. 

1st  Straying  (British  *  ).     Spreading  tar  on  road  surface. 

Ttr  Washing  (British  *  ).     See  Tar  Spraying. 

Tdfsrd.t  Properly,  an  artificial  foundation  advocated  by  Thomas 
Tr&tfd  (1757-1820),  and  consisting  of  a  pavement  of  stone  about  8  in 
Ifcrk,  laid  by  hand,  and  closely  packed  and  wedged  together.  The  in- 
foidaal  stones  were  desired  to  be  about  16  sq  in  in  section,  and  about  8  in 
k  length.  They  were  placed  close  together  on  the  prepared  subgrade, 
■W  longest  dimension  vertical  and  on  their  larger  ends,  their  interstices 
efcaiked  with  smaller  stones,  and  the  whole  rammed,  or  rolled,  until  firm 
ed  unyielding. 

Telford  Macadam,  t     Macadam  with  an  artificial  foundation  of  Telford. 

Tray  Rock.  A  very  general  term,  little  employed  in  scientific  language 
art  rommoaly  used  to  designate  dense  and  generally  fine-grained  igneous 
packs  of  black  or  dark  green  color.  The  term  is  almost  synonymous  with 
bawh  or  diabase  but  might  include  as  well,  gabbro,  norite,  peridotite, 
PFrarenite,  etc.  When  altered,  such  rocks  assume  a  green  color  from 
brablende,  chlorite,  epidote,  or  other  secondary  minerals  developed  in 
tea.  and  they  are  then  known  as  greenstone.  Both  greenstone  and  trap 
■Miki  include  a  wide  range  of  rock  families  which  by  reason  of  their  fine 
■ature  and  altered  condition  are  difficult  to  determine  without  careful 
tad  generally  microscopic  study.     (The  New  International  Encyclopaedia). 

Tars  Shake.*     A  shake  which  extends  between  two  faces  of  a  timber. 
(British  *  ).     Baked  brick  of  fine  clay. 

Platform  (British  * ).     Platform  of  timber  for  foundations  oe 


*    The  classification  of  structural  timbers  is  as  follows: 

DorGLAB  Fib.*  The  term  Douglas  Fir  is  to  cover  the  timber  known 
Icrvise  as  yellow  fir,  red  fir,  western  fir,  Washington  fir,  Oregon  or  Puget 
bead  fir  or  pine,  northwest  and  west  coast  fir. 

Heulock,*  to  cover  southern  or  eastern  hemlock;  that  is,  hemlock  from 
li  •tales  east  of  and  including  Minnesota. 

Idaho  Whit*  Pine,*  the  variety  of  white  pine  from  western  Montana, 
sorthern  Idaho,  and  eastern  Washington. 

Nohwat  Pine,*  to  cover  what  is  known  also  as  Red  Pine. 

Rs&wood.*  to  include  the  California  wood  usually  known  by  that  name. 

8racczv*  to  cover  eastern  spruce;  that  is,  the  spruce  timber  coming  from 
po&ti  east  of  and  including  Minnesota.  - 

Socmjut  Yellow  Pine.*  This  term  includes  the  species  of  yellow  pine 
powing  in  the  southern  states  from  Virginia  to  Texas,  that  is,  the  pines 
feacrto  known  as  long-leaf  pine,  short-leaf  pine,  loblolly  pine,  Cuban  pine 
nd  pond  pine.  Under  this  heading,  two  classes  of  timber  are  designated: 
(1)  dense  southern  yellow  pine  and  (2)  sound  southern  yellow  pine.  It  is 
■adsrstood  that  these  two  terms  are  descriptive  of  quality  rather  than  of 
botanical  species. 

1-  Dense  southern  yellow  pine  shall  show  on  either  end  an  average 
rf  at  least  6  annual  rings  per  in  and  at  least  one-third  summer  wood,  or  else 
fe*  greater  number  of  the  rings  shall  show  at  least  one-third  summer  wood, 
*  as  measured  over  the  3rd,  4th,  and  5th  in  on  a  radial  line  from  the  pith. 
Rlde-ringei  material  excluded  by  this  rule  will  be  acceptable,  provided 
fcat  the  amount  of  summer  wood  as  above  measured  shall  be  at  least 
The  contrast  in  color  between  summer  wood  and  spring  wood 
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shall  be  sharp  and  the  summer  wood  shall  be  dark  in  color,  except  in  pie< 
having  considerably  above  the  minimum  requirement  for  summer  wood 

2.  Sound  southern  yellow  pine  shall  include  pieces  of  southern  pi 
without  any  ring  or  summer  wood  requirement. 

Tamarack,*  to  cover  the  timber  known  as  Tamarack,  or  eastern  Tan 
rack,  from  states  east  of  and  including  Minnesota. 

W  astern  Hemlock,*  to  cover  hemlock  from  the  Pacific  coast. 

Western  Larch,*  to  cover  the  species  of  larch  or  tamarack  from  1 
Rocky  Mountain  and  Pacific  coast  regions. 

Western  Pink,*  to  cover  the  timber  sold  as  white  pine  coming  fn 
Arizona,  California,  New  Mexico,  Colorado,  Oregon  and  Washington.  T! 
is  the  timber  sometimes  known  as  western  Yellow  Pine,  Ponderoaa  Pii 
California  White  Pine,  or  western  White  Pine. 

Western  Spruce,*  to  cover  the  spruce  timber  from  the  Pacific  coast. 

White  Pine,*  to  cover  the  timbar  which  has  hitherto  been  known 
white  pine,  from  Maine,  Michigan,  Wisconsin  and  Minnesota. 

Tooling,  tt  The  finishing  of  concrete  surfaces  with  special  hand  or  poi 
tool  producing  a  surface  which  will  show  the  lines  of  the  tooL 

Topped  Petroleum.}  Petroleum  deprived  of  its  more'  volatile  ot 
Btituents. 

Toughness.    The  property  of  resistance  to  breaking  by  impact. 

Tracking  (British  %).  A  term  applied  to  designate  traffic  which  folio 
the  same  course,  and  consequently  forms  ruts.  The  term  is  also  sometin 
applied  to  the  act  of  repairing  the  tracks  thus  caused. 

Traffic  (British  }  ).  A  term  applied  to  the  amount  of  use  of  a  roi 
Light  traffic  has  been  held  to  mean  about  70  vehicles  a  day,  including 
occasional  traction  engine  or  heavy  motor;  medium  traffic  from  70  to  \ 
vehicles,  including  not  more  than  5%  of  traction  engines  or  heavy  mote 
heavy  traffic,  from  250  to  600  vehicles,  of  which  5  to  10%  is  traction  engu 
or  heavy  motors;  very  heavy  traffic  exceeds  this. 

Transverse  Balancing  (British  * ).  Locating  the  center  of  a  road 
a  hilly  district  so  that  the  cutting  on  one  side  forms  the  enbankment 
the  other. 

Traveler. ft  A  temporary  structure,  usually  .of  steel  but  sometimes 
wood,  which  is  employed  to  raise  into  position  the  structural  members  o 
bridge  or  other  structure  and  which  in  itself  is  so  constructed  that 
can  move  backward  and  forward  in  accordance  with  the  progress  of  1 
work. 

Twisted  Bar.tt  A  steel  bar  which  has  been  twisted  either  before 
after  cooling  in  order  to  raise  its  elastic  limit.  Bars  twisted  before  cool 
are  known  as  hot  twisted  and  those  twisted  after  cooling  are  known  as  o 
twisted. 

Tynes  (British  *  ).     Teeth  of  scarifier. 

Up-Keep.t     Maintenance. 

V-Drainage.t     That  provided  by  the  construction  of  troughs  in 
subgrade  of  the  roadway,  which  troughs  are  like  a  V,  with  flat  sloping  sic 
and  are  filled  with  stone. 

Verge  (British*).     Edge,  grass  edge,  green  sward. 

Viagra ph  (British  % ).  An  instrument  for  measuring  the  inequalii 
of  a  carriageway  surface. 

Vi8coaity.t|     The   measure  of  the  resistance  to  flow  of  a  bitumirn 

Tterial,  usually  stated  as  the  time  of  flow  of  a  given  amount  of  the  mate] 

■u  a  given  orifice. 
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Viistflw-t  Applied  to  those  fractions  of  bituminous  materials  which  will 
rrapurate  at  climatic  temperatures. 

Yolcamc  Rocks.  Rocks  which  have  been  formed  by  mineral  matter 
erjpted  in  a  molten  condition  and  cooled  on  the  surface. 

Vsussoirs.**  The  individual  stones  forming  an  arch.  They  are  always 
of  truncated  wedge  form. 

Waae.*     Wane  is  bark,  or  the  lack  of  wood  from  any  cause,  on  edges  of 

USihcTS. 

Waste.**  Material  from  excavation  not  used  in  the  formation  of  the 
roadway. 

Watt*  or  Spoil  Banks.**     Banks  outside  the  roadway  formed  by  waste. 

Water-Bound,  t     Bound  or  bonded  with  the  aid  of  water. 

Water-Gas  Tars.*t  Tars  produced  by  cracking  oil  vapors  at  high  tem- 
peratures in  the  manufacture  of  carburetted  water-gas. 

Water  Tables  (British  *  ).     See  Channels. 

Wearing  Coat-t  The  superficial  layer  of  the  crust  or  pavement  exposed 
tc  traffic. 

Wearing  Course,  t  The  course  of  the  crust  or  pavement  exposed  to 
traffic. 

Weariag  Croat  (British* ).     Uppermost  surface  of  roadway. 

Wearing  Surface  (British3*).  Renewable  surface  of  road  in  contact  with 
traffe. 

Well  or  Sump.**  A  cistern  or  well  into  which  water  nfay  be  conducted 
by  diiches  to  drain  other  portions  of  a  piece  of  work. 

Wheelers  (British  t  )-  A  term  applied  to  stone  blocks  laid  parallel  to  the 
kerb  in  a  street  to  take  the  wheels  of  heavy  traffic. 

Wmastone  (British*)'.     Greenstone,  dark  green  igneous  rocks. 

Wing  WalL**     An  extension  of  an  abutment  wall  to  retain  the  adjacent 


Wire  Fabric. ft  A  form  of  concrete  reinforcement  composed  of  parallel 
feagitadinal  wires  tied  together  at  intervals  by  transverse  wires.  The 
Jatssecting  wires  are  sometimes  welded  together.  Also  known  as  Wire 
CVth  or  Wire  Mesh.    . 

Wood  Block  Pavement,  f  One  having  a  wearing  course  composed  of 
*o«i  paving  blocks,  generally  rectangular  in  shape. 

3.    Reports  Pertaining  to  the  British  Terminology  of 

Bituminous  Materials 


Remark*  of  the  Engineering  Standards  Committee  of  Great  Britain 
<15>  pertaining  to  the  "British  Standard  Nomenclature  of  Tan,  Pitches,  Bitumens 
•m  Asphalts,  when  Used  for  Road  Purposes." 

"The  materials  now  used  by  Road  Engineers  for  binding  together  the  stones  and 
«sw  mineral  aggregate  used  to  form  road  crusts  and  road  surfaces  may  be  con- 
itly  divided  into  three  groups.    These  are: 
1.  The  tars  and  pitches  obtained  by  the  destructive  distillation  of  coal  or  similar 


2.  The  bitumens  and  asphalts  which  are  found  in  nature,  or  are  obtained 
artificially  from  asphaltic  oils. 

1.  Chemical  binders,  including  the  Portland  and  natural  cements,  which  owe 

their  cementing  value  as  road  binders  to  chemical  action,  and  which  are  not 

desk  with  in  the  present  report. 

"Hitherto  the  term  bituminous  material  has  been  loosely  applied  to  tar  products 

"«fl  ss  bitumens  and  asphalts,  but  the  Committee  have  from  the  first  considered 

«  »t  «h  desirable  from  the  Road  Engineers'  point  of  view  to  maintain  a  sharp 

•  of  demarcation  between  the  two  groups.    The  views  put  forward  in  correepon- 
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dance  from  America  and  by  American  engineer*  of  standing  and  experience  hat 
been  carefully  considered,  but  the  Committee  still  adhere  strongly  to  the  view  tha 
the  description  bituminous  should  be  applied  only  to  the  second  group. 

"The  Committee  have  been  very  anxious  to  secure  uniformity  with  America! 
practice,  and  have  carefully  and  fully  considered  the  definitions  adopted  by  the  An 
Soc  Test.  Mat.  and  by  the  Committee  of  the  Am.  Soc  C.  E.f  put  forward  by  tb 
American  corresponding  members,  but  it  is  felt  that  the  definitions  now  decided  o 
are  preferable  from  the  Road  Engineers'  point  of  view,  as  they  are  based  on  thai 
characteristics  of  the  materials  which  can  be  most  readily  verified  when  employe 
for  road  making. 

"In  accordance  with  this  view  the  Committee  consider  that  it  is  desirable  to  male 
a  sharp  distinction  between  coal  tar  and  paraffin  oil  derivatives  on  the  one  side,  an 
native  bituminous  substances  and  asphaltic  oil  residues  on  the  other,  and  they  at 
therefore  unable  to  accept  the  American  definition  of  Bitumen  which  would  inchid 
the  coal  tars." 

1917  Report  (12c)  of  Com.  D-4  on  Road  Materials,  Am.  Soc  Teat.  Mat.  relative  t 
the  report  anji  definitions  of  bituminous  materials  of  the  Engineering  Standards  Con 
mittee  of  Great  Britain  (15). 

"It  is  evident  that  the  basic  difference  between  the  British  and  American  nomei 
clature  has  to  do  with  the  term  bitumen.  The  Am.  Soc  Test.  Mat.  standard  definitio 
includes  all  mixtures  of  native  or  pyrogenous  hydrocarbons  and  their  non-metalli 
derivatives  which  are  soluble  in  carbon  disulphide.  It  thus  includes  the  carta 
disulphide  soluble  constituents  of  tars  as  well  as  of  petroleums  and  asphalts.  Tt 
British  definition  eliminates  tars  by  including  only  native  hydrocarbon  products  < 
those  obtained  by  the  evaporation  of  asphaltic  oils.  The  American  definition 
sufficiently  broad  to  make  it  perfectly  possible  to  determine  the  actual  percentage  < 
bitumen  in  bituminous  materials,  while  the  British  definition  is  absolutely  valuele 
in  this  respect.  As  an  example,  the  British  definition,  while  including  a  refined  natii 
asphalt  fluxed  with  an  asphaltic  petroleum  residuum,  would  exclude,  so  far  as  ana'yiae 
methods  of  determination  are  concerned,  the  same  asphalt  fluxed  with  a  paraffin  < 
semi-asphaltic  flux.  To  sum  up  the  foregoing  discussion.  Com.  D-4  believes  that  tl 
British  definition  of  bitumen  is  much  less  useful  than  the  definition  adopted  by  tl 
Am.  Soc  Test.  Mat.,  which  is  definite,  consistent,  and  logical. 

"Com.  D-4  has  no  comment  to  make  upon  the  British  definition  of  Native  Bituxne 
as  the  interpretation  of  the  definition  is  largely  dependent  upon  the  meaning  of  tl 
word  bitumen,  which  has  already  been  discussed. 

"The  British  definition  of  asphalt,  aside  from  its  dependence  upon  the  means 
of  the  word  Bitumen  is  entirely  foreign  to  the  American  usage  of  the  term  and  to  tl 
American  point  of  view.  This  definition  coincides  with  the  American  idea  of  a  fin 
graded  bituminous  aggregate  and  includes  both  the  bituminous  cement  and  the  miner 
particles.  It  is  thus  seen  in  the  definition  of  the  Engineering  Standards  Committo 
that  Native  Asphalt  is  synonymous  with  Rock  Asphalt.  It  should  be  noted  tlx 
the  latter  definition  entirely  eliminates  our  oldest  and  most  widely  used  native  asphsJ 
while  the  definition  of  asphalt  eliminates  all  of  our  oil  or  petroleum  asphalts  and  snii 
products  as  Gilsonite  and  even  refined  Bermudes  Asphalt.  The  differences  are  ei 
dently  those  of  long  established  custom  in  both  countries,  and  in  view  of  this  fa 
are  apparently  irreconcilable. 

"The  British  definition  of  tar,  while  worded  somewhat  differently,  is  almost  t! 
same  as  the  American  definition  except  that  it  is  not  considered  to  be  bitumen,  whl 
difference  has  already  been  discussed  under  Bitumen.  Aside  from  this,  Com.  D 
believes  the  American  definition  to  be  more  specific  and  accurate,  inasmuch  avs 
limits  the  term  Tar  to  hydrocarbon  products  produced  by  destructive  distillatii 
which,  when  subjected  to  fractional  distillation,  will  yield  pitch.  It  thus  elimin&t 
such  volatile  substances  by  themselves  as  benzol,  toluol,  etc,  altho  these  constituesi 
may  form  a  part  of  the  tar. 

"The  British  definition  of  pitch  is  practically  the  same  as  the  American  exce 
that  the  former  limits  the  term  specifically  to  semisolid  or  solid  tar  residues,  while  t; 
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and  distillation  which  are  apparently  used  synonymously  thruout  the 


'Cam.  D-4  is  heartily  in  accord  and  strongly  indorses  the  recommendations  of 
tat  r*fin««1ng  Standards  Committee  regarding  the  use  of  prefixes.  In  fact,  as  the 
ramfe  of  its  efforts  and  the  recommendations  of  the  main  Committee  it  might  be  noted 
oat  the  Am.  See  Teat.  Mat  bat  even  gone  to  the  extent  of  denning  certain  classes 
of  Ml ■  mil ii  w  materials  ays  indicated  by  prefixes  suggested  by  the  Engineering  Stand- 
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1.    Algebra 

A  linear  Algebraic  Equation  in  one  unknown  is  solved  by  collecting  the 
cakoown  quantities  on  one  side  of  the  equation,  the  known  quantities  on  the 
'*uW  side,  and  by  dividing  both  sides  of  the  equation  by  the  coefficient  of 
*J»  unknown.     Thus  4i-  x  =  6  —  5  x,  may  be  written  4j-j  -f  5  x  =  6 

*  *x  »  6;  hence  x  =»  J^. 

Systems  of  Linear  Equations.  A  system  of  two  equations  with  two 
■abowne  can  be  solved  as  follows:  Given  the  equations,  a\x  +  b\  y  =  ci 
■*!  cix  +  6i  y  =*  c»;  where  au  a*,  b\,  b%  c\  and  Oi  are  constants,  the  values 
/  *  and  y  which  satisfy  the  equations  can  be  obtained  by  substituting 

*  the  second  equation,  the  value  of  x,  obtained  by  solving  the  first  equation 
hx\n  terms  of  y  and  the  constants,  and  solving  the  equation  thus  formed 
t* K  or  the  two  equations  may  be  solved  by  multiplying  the  first  equa- 
*>«bv  the  coefficient  of  x*in  the  second  equation,  and  the  second  equation 
!?  Use  coefficient  of  x  in  the  first  equation,  and  since  x  may  be  eliminated 
l0*  subtracting  one  equation  from  the  other,  the  resulting  equation  may  be 
*fad  for  y.  A  system  of  three  linear  equations  can  be  solved  in  a  similar 
Bftftner.  For  methods  of  solving  linear  equations  by  the  aid  of  determi- 
awt4,  **  (35)  and  (60). 

•ByH.  R,  WuTard.  Associate  Professor  of  Mathematics,  University  of  Maine. 
t By  Claries  P.  Weston,  Professor  of  Mechanics,  University  of  Maine. 
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Quadratic  Equations.  A  complete  quadratic  equation  in  one  unknown 
quantity  is  of  the  form  ox1  +  bz  +  c  —  0,  where  a,  b,  c  are  constants. 
In  such  an  equation  there  are  two  roots,  that  is,  two  values  of  the  unknown 
that  will  satisfy  the  equation.  If  x\  is  one  of  these  roots  and  x%  the  other, 
their  value  in  terms  of  a,  6,  c  are, 


-o  + 

V&1  - 

-4ac 

2a 

-6  — 

.  v&*. 

—  4oc 

X\    = 


2a 


(1) 


The  expression  6s— 4ac  is  called  the  discriminant  of  the  equation.  By 
means  of  the  discriminant,  the  character  of  the  roots  of  any  quadratic 
equation  can  be  determined  without  actually  solving  the  equation,  provided 
a,  6,  c  are  real  numbers. 

If  6*  —  4ac  =  0,  the  roots  are  real  and  equal. 

If  b*  —  4ac  <  0,  both  roots  are  imaginary. 

If  b*  —  4ac  >  0,  the  roots  are  real  and  unequal.  In  the  last  case  they 
are  rational  if  6*  —  4ac  is  a  perfect  square,  irrational  if  it  is  not  a  perfect 
square. 

A  System  of  Two  Equations  with  two  unknowns,  when  one  of  the  equa- 
tions, at  least,  is  of  a  degree  higher  than  the  first,  in  many  cases  is  easily 
solved.  No  general  method  of  solution  applicable  to  all  cases  can  be 
given.  Perhaps  the  case  that  occurs  most  often  is  the  one  where  one 
equation  is  of  the  first  degree  and  the  other  is  of  the  second.  Such  a  system 
can  be  solved  as  follows:  From  the  linear  equation  find  the  value  of  one 
unknown  in  terms  of  the  other.  Substitute  this  expression  for  the  first 
unknown  in  the  second  degree  equation  and  the  result  will  be  a  quadratic 
in  the  second  unknown.  The  roots  of  this  quadratic  can  be  found  by 
formulae  (1).  These  values  substituted  in  either  equation  will  give  the 
corresponding  values  of  the  first  unknown. 

For  mora  special  methods,  see  (15),  (29)  and  (45).  In  all  eases,  the  final  results 
should  be  checked  by  substituting  them  in  both  equations  to  determine  whether  they 
satisfy  the  equations.  If  a  pair  of  values  are  found  that  do  not  satisfy  the  equations, 
they  are  not  roots  of  the  equations  and  cannot  be  used. 

The  Logarithm  of  a  Number  is  the  exponent  that  indicates  the  power 
to  which  a  given  fixed  quantity,  called  the  base  of  the  system  of  logarithms, 
is  raised  to  produce  the  number.  There  are  two  systems  of  logarithms 
in  common  use,  the  Naperian  or  natural  system  and  the  Briggs  or  common 
system.  The  Naperian  system  is  used  mainly  in  theoretical  work.  Its 
base  is  designated  by  the  letter  e  and  is  equal  to  2.7182818.  .  .  .  The 
•Briggs  system  is  commonly  used  in  computations,  and  its  base  is  10.  The 
discussion  here  will  apply  only  to  the  Briggs  system. 

Since  few  numbers  are  exact  multiples  of  ten,  a  logarithm  generally 
is  composed  of  two  parts,  the  integral  part  and  the  decimal  part.  The 
integral  part  is  called  the  characteristic,  and  the  decimal  part,  the  man- 
tissa. The  characteristic  of  a  logarithm  may  be  either  positive  or 
negative.  The  mantissa  is  always  positive.  Common  logarithms  are 
used  in  finding  products,  quotients,  powers  and  roots  of  numbers.  The 
logarithm  of  a  product  is  equal  to  the  sum  of  the  logarithms  of  the  several 
factors  composing  the  product.  The  logarithm  of  a  quotient  is  equal 
to  the  logarithm  of  the  dividend  minus  the  logarithm  of  the  divisor.  The 
logarithm  of  the  power  of  a  quantity  is  equal  to  the  logarithm  of  the  quantity 
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i-.tiapbrd  hy  tbe  index  of  the  power.  The  logarithm  o!  the  root  of  a  quan- 
CTneqiuulo  the  logaxiUim  of  the  quantity  divided  by  the  index  of  the  root. 

li&kXTHiiic  Table*  generally  contain  only  mantissas  of  logarithms. 
Tar  rameteristic  can  be  found  by  the  following  rule :  The  characteristic 
x  lit  infantum  of  a  number  greater  than  unity  is  positive,  that  of  a  num- 
talrm  than  unity  is  negative.  Assuming  the  number  to  be  written  in  the 
'■'m  of  i  mixed  decimal,  the  number  of  units  in  the  charac (eristic  is  equal 
p  the  number  of  place*  the  first  significant  figure  in  the  number  is  removed 
*■«  the  units  place. 

h  saarpla,  lax  MU  -  K.S3807;  lot  0-003462  -  8.GIS07  or  7.68807  -  10.  It 
*  t.  Miad  that  the  ma«nltUBj»  of  tbe  eharsetertitle  is  determlnad  hy  the  position 
d  oc  eKu]  pemt  alone,  and  that  the  minti—  is  affected  only  by  the  particular 
asm  is  ih»  number  and  by  the  order  b  which  they  are  arraniad. 

2.     Graphs 
fiirrliaiUi  of  a  Point.     The  position  of  a  point  in  a  plane  is  determined 

•ssiitely  if  there  are  given  its  distances  from  two  arbitrary  straight  linen 
fan  perpendicular  to  ea  ch  other  in  the  plane.     The 
wi  tines  are  called  the  x-  and  ir-axee,  or  the  axes  of 
sdrdbatea.     The  point  of  intersection  of  the  axes  is         I_ 
osed  tbe  origin.      The  distance  of  a  point  from  the         "~ 

i  parallel  to  the  i-axis,  is  called  its     

.    The  dial  ance  of  a  point  from 
I  parallel  to  the  [/-axis,  is  called         *" 
I  ORtii  natb.      The  two  distances  to-         V- 
puW  in  celled  its  coobbinatb*.    If  the  coordinates 
<*  •  point  P  are  x  —  a  and  v  —  b,  they  are  written  . ._.  ... 

f=  fa.  of.     Abeciasaa  measured  to  the  right  of  the 

TO  are  positive,  those  measured  to  the  left  are  negative.  Ordinate:* 
■■saued  up  from  the  j-axis  ate  positive,  those  measured  down  are  negative. 
An  equation /U,  v)  -Omay 
be  regarded  as  a  relation  be- 
tween tbe  coordinates  of  a 
point  in  a  plane.  To  obtain 
the  simultaneous  values  of  x 
and  f  that  will  satisfy  the  equa- 
tion, it  is  customary  to  substi- 
tute certain  values  [or  z  in  the 
equation  and  compute  the  cor- 
responding values  of  if.  If  the 
points,  whose  coordinates  are 
simultaneous  values  of  i  and  y, 
are  plotted  with  respect  to  a 
pair  of  coordinate  axes,  and  a 
curve  is  drawn  thru  successive 
points,  a  figure  is  obtained 
which  is  a  graphical  represen- 
tation of  the  function.  To  ob- 
tain a  figure  of  correct  propor- 
tions, the  units  on  both  axes 
should  be  the  same. 


zS,     Then,  y  -  ±  V25 
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of  Carres.     Frequently,  it  is  desirable  to  obtain  an  equation 
ifesi  will  represent  the  curve  traced  by  a  point  moving  according  to  some 
m*b  law.    Sometimes  the  equation  may  be  written 
ifcn  the  properties  of  the  curve  are  known. 
*— ■  \ ' '       The  ancle  between  the  x-axis  and  a  straight 
■&«  every  point  of  the  line,  is  the  same. 

w  -  in  _  m  -n 


X  —  Xl  Xt  —  Xl 

Is  other  cases,  the  equation  of  the  curve  may  be 
hmvd  when   the  laws  of  motion  of  the  point  are 

A  point  moves  so  that  its  distance  from  a 
n  always  equal  to  its  distance  from  a  fixed 
Let  the  y-axis  be  the  fixed  straight  line  and 
K  Ab  ixed  point  be  on  the  x-axis  at  a  distance  m  from  the 
qpa.  Then  Pi  P  -  N  P.  That  is,  V  (x  -  w)»  +  y*  -  x, 
r#  -  ftwx  +  w^  +  y1 »  z*f  hence,  &  -  2mx  —  is8,  the  equa- 
ist  of  nation  of  the  point. 


~?' 


Fig.  5. 
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The  area  of  a  triangle  will  be  treated 

■  Art  4.     The  area  of  a  parallelogram  is  equal  to  Fig-  6- 

be  product    of    the    base  by  the  altitude.     That 

k  i  ■  BH.     The  area  of  any  polygon,  which  is  bounded  by  straight 

eat.  nay  be  found  as  follows:     Divide  the  polygon  into  a  number  of 

laches;  find  the  area  of  each  triangle;  the  area  of  the  polygon  is  equal 

e  the  sum  of  the  areas  of  the  triangles.     In  the  case  of  a  regular  polygon, 

&■  BTocesa  is  much  simplified  from  the  fact  that  a  regular  polygon  has 

■jtii  sides  and  equal  angles.     If  one  side  is  known,  all  are  known.     The 

*4#§  also  can  be  determined.     In  any  plane  polygon,  the  sum  of  the 

w>ror  angles  of  the  polygon  formed  by  its  sides  is  equal  to  (n  —  2) 

«*,  where  n  is  the  number  of  sides  of  the  polygon.     Hence,  in  a  regular 

L        ,    .      ,  .        (n  -  2)  180° 

pctTfoo.  each  angle  in  degrees  is  equal  to  — 


Codes.     Let    R  =  radius,    A  =  area. 


n 
Then    A 


2t  R  when  x  »  3.14159 


.   or,  less  accurately,  — . 


x  R*.     Circumfer- 
22 


A  SacTOB  is  the  portion  of  a  circle  bounded  by  two  radii  and  their  inter- 
*T-«d  arc.  If  O  is  the  angle  of  the  sector  expressed  in  radians,  the  area 
w  &  tector  is  A  **  )4  R*0.  A  segment  is  the  portion  of  a  circle  bounded 
■7 1  chord  and  its  subtended  arc.  The  area  of  a  segment  is  the  difference 
the  area  of  the  corresponding  sector  and  that  of  the  isosceles  triangle 
by  the  chord  of  the  segment  and  the  two  radii  drawn  to  the  ex- 
taites  of  the  chord. 

*  PuaOeJoptped  is  a  solid  whose  bounding  surfaces  are  planes  and  whose 
tpcxite  faces  are  parallel.  All  the  faces  of  a  parallelopiped  are  parallelo- 
•*■*.  A  mctanocxar  parallelopiped  is  one  whose  bounding  surfaces 
■>  *fl  rectangles  and  therefore  perpendicular  to  each  other.  A  cube  is  a 
^Jugular  parallelopiped  whose  faces  are  equal  squares.  The  surface  of  a 
Mfia&optped  is  equivalent  to  the  sum  of  the  areas  of  the  parallelograms 
fa&ng  its  faces.  If  V  —  volume,  B  =  area  of  base,  H  =  altitude  of  any 
,  V  «  BH. 
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Prisms.  A  prism  is  a  solid  whose  bases  are  parallel  polygons  axM 
lateral  faces  are  parallelograms.  The  lateral  faces  of  a  prism  ii 
in  lines  called  the  edges  of  the  prism.  A  right  prism  is  a  prisix 
edges  are  perpendicular  to  its  bases. 

The  lateral  surface  of  any  prism  is  equal  to  the  product  of  an  edge  by  the  p 
of  a  right  section.  The  volume  of  any  priam  is  equal  to  the  product  of  its  1 
altitude.  That  is,  Vol.  -  BH  where  B  =  area  of  bate,  H  =  altitude.  In  ps 
the  volume  of  a  right  priam  is  equal  to  the  product  of  its  base  by  one  of  its  ed 

Cylinders.  A  cylindrical  surface  is  the  surface  generated  by  a  i 
line  which  moves  always  parallel  to  a  given  straight  line  and  one  I 
which  traces  a  curve.  The  generating  line,  in  one  of  its  positions,  i 
an  element  of  the  surface.  A  cylinder  is  a  solid  whose  bases  are  in 
planes  and  whose  lateral  surface  is  a  closed  cylindrical  surface.  A  cr 
cylinder  is  a  cylinder  whose  bases  are  equal  circles.  A  right  ci: 
cylinder,  or  a  cylinder  of  revolution,  is  a  circular  cylinder  whose  el 
are  perpendicular  to  its  bases. 

The  lateral  area  of  a  right  circular  cylinder  is  equal  to  the  product  of  the 
ferenee  of  its  base  by  an  element.     The  volume  of  any  cylinder  is  equal  to  the 
of  its  base  and  altitude.    Thus,  if  V  ■»  volume,  B  -  area  of   base,  H  = 
V  —  BH.    In  particular,  the  volume  of  a  right  cylinder  is  equal  to  the  prodi 
base  by  an  element. 

Pyramids.  A  pyramid  is  a  solid  whose  base  is  a  polygon  and 
lateral  surface  is  composed  of  triangles,  all  the  vertices  of  which  lie 
point  which  is  called  the  vertex  of  the  pyramid.  A  regular  pyb 
a  pyramid  whose  base  is  a  regular  polygon  and  whose  vertex  is  in  i 
pendicular  drawn  to  the  base  at  its  middle  point.  It  follows  frc 
definition  that  the  lateral  surface  of  a  regular  pyramid  is  composed  c 
isosceles  triangles.  The  triangles  composing  the  lateral  surface  of 
mid  are  called  its  lateral  faces.  The  slant  height  of  a  regular  p 
is  the  altitude  of  one  of  its  lateral  faces. 

The  lateral  surface  of  a  regular  pyramid  is  equal  to  one-half  the  produc 
perimeter  of  its  base  and  its  slant  height.  If  S  ■»  lateral  surface,  P  =  the  peri 
the  base,  L  —  slant  height;  S  —  H  PL.  The  volume  of  any  pyramid  is  < 
one-third  the  product  of  its  base  by  its  altitude.  If  V  «=  volume,  B  «  area 
H=  altitude;  V-  H  B  H. 

The  Frustum  of  a  Pyramid  is  the  portion  of  a  pyramid  included  between* 
and  a  plane  parallel  to  its  base  which  cuts  all  the  lateral  edges  of  the  pyrami 
two  parallel  polygons  thus  formed  are  called  the  upper  and  lower  bases  of  the  i 
The  lateral  faces  of  the  frustum  of  a  regular  pyramid  are  equal  isosceles  trs 
The  altitude  of  one  of  these  trapezoids  is  called  the  slant  height  of  the  frustuj 
lateral  surface  of  the  frustum  of  a  regular  pyramid  is  equal  to  the  product 
half  the  sum  of  the  perimeters  of  its  bases  multiplied  by  the  slant  height  of  the  l 
The  volume  of  the  frustum  of  a  pyramid  is  equivalent  to  the  sum  of  the  vol 
three  pyramids  which  have  for  their  bases  the  bases  of  the  frustum  and  a  m< 
portional  between  the  bases  of  the  frustum  and  which  have  for  their  common 
the  altitude  of  the  frustum. 

Cones.  A  conical  surface  is  a  curved  surface  generated  by  a  i 
straight  line  called  the  generator  which  continually  touches  a  givei 
and  passes  thru  a  fixed  point  called  the  vertex  of  the  surface.  The  ge 
in  any  one  of  its  positions  is  called  an  element  of  the  surface.  A 
a  solid  whose  lateral  surface  is  a  closed  conical  surface  and  whose 
a  plane  figure  bounded  by  a  curve.  A  circular  cone  is  a  cone  who 
is  a  circle.  A  right  circular  cone,  or  a  cone  of  revolution,  is  a  c 
cone  whose  vertex  is  in  the  perpendicular  drawn  to  the  center  of  th 

The  lateral  surface  of  a  right  circular  cone  is  equal  to  one-half  the  produc* 
circumference  of  its  base  and  one  of  its  elements.    The  volume  of  any  cone 
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M  the  product  of  fits  base  by  its  altitude.    KB-  area  of  base,  H  -  altitude, 
satofeane;    V-  Hflfl. 

of  m  Com  is  the  portion  of  a  cone  included  between  its  baas  and  a 
to  the  base  which  cuts  all  the  elements  of  the  cone.  The  curved  figures 
B/  the  intersections  of  the  parallel  planes  with  the  conical  surface  are  called 
p  of  the  frustum.  The  portion  of  an  element  of  a  cone  of  revolution  included 
me  two  houses  of  the  frustum  is  called  the  slant  hbight  of  the  frustum.  The 
■face  of  the  frustum  of  a  cone  of  revolution  is  equal  to  the  product  of  half 
af  the  circumferences  of  its  bases  multiplied  by  its  slant  height.  The  volume 
■cum  of  a  areolar  cone  is  equivalent  to  the  sum  of  the  volumes  of  three  cones 
ite  for  their  bases  the  bases  of  the  frustum  and  a  mean  proportional  between 
i  of  the  frustum  and  for  their  common  altitude  the  altitude  of  the  frustum. 
Vs.  A  sphere  is  a  solid  bounded  by  a  curved  surface  all  points  of 
re  equally  distant  from  a  point  within  called  the  center.  A  great 
sf  a  sphere  is  the  section  of  a  sphere  made  by  a  plane  passing  thru 
er.  A  small  circle  of  a  sphere  is  a  section  of  a  sphere  made  by  a 
hich  does  not  pass  thru  the  center  of  the  sphere. 

of  sphere,  8  -  surface,  R  -  radius;   V  -  4/j  »  IP  and  S  -  4  a-  A*. 


sin*  A  + 

cos1 

*A 

tan  A 

- 

sin 
cos 

A 

A 

cot  A 

- 

cos 

sin 
1 

A 
A 

4.    Plane  Trigonometry 

plane  triangle  let  the  angles  be  denoted  by  the  letters  A,  5,  C,  and 
s  opposite  these  angles  by  the  corresponding  small  letters  a,  b,  c. 
■mental  Relations  among  the  trigonometric  functions. 

•1  CSC  A    =  — 

sin  A 
sec1  A  »  1  +  tan*  A 

csc*  A  »  1  +  cotJ  A 

1 
w„  — .  tan  A  —  ' 

cos  A  cot  A 

rfian  is  the  angle  subtended  at  the  center  of  a  circle  by  an  arc  equal 

th  to  the  radius. 

Bona  of  Any  Angle.     The  functions  of  the  complement  of  an  angle 

►  co-functions  of  the  angle.     For  example  cos  (90°  —  A)  =»  sin  A. 

I  the  functions  of  angles  greater  than  90°  in  terms  of  an  angle  less 

1°.  the  following  rule  is  convenient.     The  functions  of  90°  =*=  A  and 

'  =*=  A  are  numerically  equal  to  the  co-functions  of  A  and  the  functions 

I,  180°=*=  A,  and  360°  —  A  are  numerically  equal  to  the  same  func- 

i  A.     The  algebraic  sign  to  be  placed  before  the  result  is  determined 

ins  the  sign  of  the  function  of  the  original  angle  in  the  quadrant 

eh  that  angle  is  located. 

mksk      Sin  200°  -  sin  (180°  +  20°)  -  -  sin  20°,  since  the  sine  of  an  angle 

i  180°  and   270°  is    negative.      Cos   160°  =  cos  (90°  + 

—  sin  70°,  since  the  cosine  of  an  angle  between  90°  and  g 

negative.    This  rule  is  important  in  the  solution  of  some 


■t  Triangles.     Let  C  be  the  right  angle  and  c,  the 

muse.     In  order  to  solve  the  triangle,  it  is  neces- 

t>  know,  besides  the  right  angle,  two  parts,  of  which 

Bust   be  a  side.     Choose  the  particular  trigono-  Fi*-  7- 

t  function,  defined  as  the  ratio  of  the  sides  of  a  right 

fe,  which  contains  the  two  given  parts.     From  this  function  an  un- 

i  part  of  the  triangle  can  be  found. 


34  Mathematics,  Mechanics  and  Structural  Materials     Seoi 

if  Pi  lies  between  Pi  and  Pi,  negative  if  Pi  lies  outside  the  segment  Pi 
The  coordinates  of  P»  can  be  obtained  by  means  of  the  expressions 

xi  +  rx»  1/1  -f  ryt 

*m~T+7'*mTT7 

If  Pa  bisects  Pi  Pj,  equations  (3)  reduce  to  the  forms, 

XJ   —  rt        »    y*    —  t\  

The  Intercepts  of  a  curve  are  the  distances  from  the  origin  to  the  poi 
where  the  curve  cuts  the  coordinate  axes. 

Equations  of  a  Straight  Line.  All  equations  of  the  first  degree  in  x  i 
y  represent  straight  lines,  and,  conversely,  the  equations  of  all  strai 
lines,  when  reduced  to  their  simplest  forms,  are  of  the  first  degree.  Vf 
the  coordinates  of  two  points  on  the  line.  Pi  =  (xi,  yi)  and  PsEE  (xt, 
are  given,  the  equation  of  the  line  thru  them  is, 

V  -  Vi  _  V*  -  l/i 

X   —  Xi  Xt   —  Xl 

Equation  (5)  is  called  the  two-point  form  of  the  equation  of  a  straight  I 
If  the  two  points  He  on  the  coordinate  axes  and  have  the  coordinates  (< 
and  (o,  6),  equation  (5)  reduces  to 

x        y 

—  +  -£  "  l 
a         b 

This  is  called  the  intercept  form  of  the  equation.  If  a  line  has  the  s 
m  and  passes  thru  the  point  Pi  =  (xi,  yi),  its  equation  is 

y  —  yi  =  m  (x  —  xi) 

If  Pi  lies  on  the  y-axis  and  has  the  coordinates  (o,  b)  equation  (6)  bece 

y  **  mx  +b 

Equation  (6)  is  called  the  slope-point  form  of  the  equation  and  equatioi 
the  slope  form.  It  follows  from  the  form  of  the  last  equation  thi 
order  to  determine  the  slope  of  a  line  when  its  equation  is  given,  it  is 
essary  only  to  solve  the  equation  for  y.  Then  the  coefficient  of  x  k 
elope  of  the  line.  The  normal  form  of  the  equation  of  a  straight 
Let  p  be  the  length  of  the  perpendicular  from  the  origin  upon  the 
and  let  a  be  the  angle  that  this  perpendicular  makes  with  the  x-axU.  " 
the  equation  of  a  line  may  be  written  in  the  form, 

x  cos  a-fysina=p 

In  equation  (8),  p  is  always  positive  and  a  has  any  value  from  0°  to  -H 

Reduction  to  the  Normal  Form.    Let  the  equation  of  a  straight  \h 

Ax  +  By  +  C  =  0,  where  A,  B,  C  are  constants.     This  equation  ca 

reduced  to  the  normal  form  by  dividing  each  term  by  *  'yl A*  ^ 
The  sign  opposite  to  that  of  C  should  be  used  before  the  radical.  Ii 
resulting  equation 

A  .+■    -..*- v+ £ n 

A  B  C 

cos  a  =  =.,  sin  a  —  .  _-_=•,  —  p 


The  Distance  of  a  Point  Pi  =  (xi,  yi)  from  the  line  Ax  +  By  +  C 
is  given  by  the  expression 

Axi  +  Bin  +  C 


d  = 


VA*  +  B* 
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like  egn  of  the  radical  is  taken  opposite  to  the  sign  of  C,  d  will  be  positive  or  nega- 
mPim  on  the  opposite  side  of  the  line  from  the  origin  or  on  the  same 


*tth» 

ftofes  of  Parallel  and  el  Perpendicular  Lines.  If  two  lines  are  parallel, 
ft?  slopes  are  exxual.  That  is  mi  =  m%.  If  two  lines  are  perpendicular 
each  other  the  slope  of  one  is  the  negative  reciprocal  of  the  slope  of  the 

at.    That  is,**  — . 

ififk  Between  Two"  lines  is  defined  to  be  the  angle  formed  in  turning 
I  second  line  into  the  position  of  the  first  by  counter-clockwise,  or  posi- 
b  rotation.    If  *>  is  the  angle  between  the  two  lines  and  mi  and  mi  their 

in. 

tan  *Vm>        

1  -j-  mi  mi 

Tki  Bisectors  of  the  angles  between  the  two  lines  Ax  +  By  +  C  =  0 
■4  Ai  x  +  Bi  y  +  C\  =  0  are  given  by  the  expression 

Ax  x  +  Jgi  y  +  Cx       _  Ax  +  By  +  C  .... 

■    ^    . -  *  — -==     ....  (11) 

=*=  V  Ai*  +  Bi*  *  V  A«  +  B* 

bagns  before  the  radicals  being  taken  opposite  to  the  signs  of  C\. 
The  Aram  of  a  Triangle  whose  vertices  are  Pi==(xi,  yi)f  Pt=(xt,  y*),  Pi== 
Kk  lh)  can  be  computed  from  the  following  formula. 

Area  —  H  [**  {yt  —  tfi)  +  xt  (i&  -  i/i)  +  x%  (i/i  -  yi)]  .     .    (12) 
Tfc*  area  will  be  positive  if  the  perimeter  of  the  triangle  is  traced  in  the  positive 
Bsvnai  of  lotalion.  negative  if  it  is  traced  in  the  negative  direction. 

The  Circle.     If  a  circle  has  a  radius  r  and  has  its  center  at  the  point 
[ft,  fc)  it  is  represented  by  the  equation 

(*-»)• +  (y-*)V-r* (13) 

B  the  center  is  at  the  origin,  h  ■*  k  —  0  and  eq.  (13)  reduces  to 

x*  +  y*  «  r* (14) 

1W aquation         A' X*  +  JB*xf  +  C  r*+D'*  +  tff  +  p* m  o.     .         .     .      (16) 

holed  the  cnwsBAL  aquATiON  or  thh  sbcond  dbobjdb  in  two  variables.  A  compari- 
an  ef  this  equation  with  the  expanded  form  of  equation  (18)  shows  that  equation  (15) 
•  tatesasnonof  a  circle  If  B*  =  Oand  A'  -C  Making  use  of  this  deduction  and 
(IS)  by  A'  reduces  it  to  the  form 

**+r*+D»+£f+*  -0 (16) 

»  the  general  equation  of  a  circle,  the  coordinates  of  whose  center  are  A  — 

-  "f.k  «  -  —  and  whose  radius  is  r  -  KVd*  +ff-4F. 

TV  tangent  to  the  circle  xf  +  y*  •*  r*  has  the  equation 

xix  +  yxy  -  rf (17) 


Fi  =  (xi.  yi)  is  the  point  of  tangency.     Similarly,  the  equation  of 
tfe  tangent  to  the  circle  x*  +  y*  +  J>*  +  Ey  +  F  -  0  at  the  point  i>»  = 

*aH-yiy+-j-(*+*i)  +-f-(v  +  *0  +F  -0      .      .(18) 
a  *■>  tangent  to  the  circle  x*  +y%  «-  rf  has  a  given  slope  m,  its  equation 

y«mz±r  Vl  +  m* (W 
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It  should  be  noted  that  equations  (17)  and  (19)  apply  only  to  circles  whose  cent 
are  at  the  origin.  Equation  (18),  on  the  other  hand,  applies  to  circles,  which  hs 
any  position  with  respect  to  the  coordinate  axes,  when  the  point  of  tangeney  is  givi 

The    Normal  to   the   circle   x*  +  y*  =  r*  at  the  point   Pi  =  (an,  ] 

has  the  equation  yix  —  xiy  =  0 (2 

When  the  equation  of  the  circle  ib  x*  -f  y*  +  Dx  +  Ey  +  F  =  0,  the  equ 
tion  of  the  normal  becomes 

D  E 

xi  y  -  y\  x  +  —  (y  -  yi) —  (x  -  xi)  =  0   .      .      .     (2 

Equation  (21)  is  more  general  than  equation  (20),  because  of  the  fact  that  it  e 
be  used  to  write  the  equation  of  the  normal  to  a  circle  which  occupies  any  positii 
whatever  with  respect  to  the  coordinate  axes,  whereas  equation  (20)  can  be  used  on 
when  the  circle  has  its  center  at  the  origin. 

Conic  Sections.  A  conic  section,  or  a  conic,  is  defined  to  be  a  cur 
traced  by  a  point  which  moves  so  that  its  distance  from  a  fixed  point  t 
ways  has  a  constant  ratio  to  its  distance  from  a  fixed  straight  line.  Equ 
tion  (15)  always  represents  a  conic  section.  The  fixed  point  is  called  tJ 
focus  of  the  conic,  the  fixed  straight  line  is  called  its  directrix,  and  tl 
constant  ratio  is  called  its  eccentricity. 

Parabola.  When  the  eccentricity  e  is  equal  to  unity,  the  curve  is  call* 
the  parabola.  The  parabola  is  the  conic  of  most  interest  to  engineei 
If  the  j/-axis  is  taken  as  the  directrix  of  the  curve  and  the  focus  is  tak< 
on  the  x-axis  with  the  coordinates  (2  p,  0),  the  equation  of  the  parabola 

yi  «  \px  -  4p* (2: 

When  the  parabola  is  in  this  position  with  respect  to  the  coordinate  axe 
the  x-axis  becomes  the  axis  of  symmetry  of  the  curve  or  the  axis  of  tl 
curve.  The  vertex  of  the  parabola  is  the  point  where  it  cuts  its  axis.  He 
the  vertex  is  half  way  between  the  focus  and  the  origin. 

If  the  vertex  of  the  parabola  is  taken  as  the  origin,  equation  (22)  redue 
to  the  form 

y*  =  4px (2 

Equation  (23)  is  the  simplest  form  of  the  equation  of  a  parabola.     Tl 
chord  of  a  parabola  drawn  thru  the  focus  parallel  to  the  directrix  is  call* 
the  latus  rectum  of  the  parabola.     In  equation  (23)  the  latus  rectum 
equal  to  4p. 

Tangent  and  Normal.  The  tangent  to  the  parabola  y%  =  4px  at  tl 
point,  Pi  E=  (xi,  |/i)  has  the  equation 

yyx  -  2p  (x  +  xi) (2 

If  the  slope  m  of  the  tangent  is  given,  its  equation  is 

P 

y  =  mx  -\ (2 

m 

The  normal  to  the  parabola  y*  —  4px  at  Pi  =  (xi,  y\)  has  for  its  equatk 

J  ~  Vi  -  -  £-  (*  "  *i) (2 

Properties  of  the  Parabola.     Let  the  equation  of  the  parabola  be  y*  =  4px,  then 

1.  MP*  =  Diy  X  OM.  This  relation  follows  from  the  equation  of  the  cur 
and  states  that,  if  from  any  point  on  the  curve  a  perpendicular  is  drawn  to  its  axi 
the  square  of  this  perpendicular  is  equal  to  the  product  of  the  distance  from  the  vert 
to  the  foot  of  the  perpendicular  multiplied  by  the  latus  rectum. 

3.  The  subtangent  TM  «=  2xi,  that  is,  TO  =  OM. 
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r PT  •  l  QPH:  Prepaty  (3!  it  made  n  of  in  the 
im  of  energy,  beat,  light,  or  electricity,  is  placed  at 
a.  iQ  raya  of  energy  from  the  Kiuree  that  strike  the  * 

o  half  the  latua  rt 

kTF-rp  -  rx. 

I  TP  bassets  the  angle  FPL.  and  ,VP  bisects  the  angle 
HL  It  It  seen  Iran  property  (£1  thmt  the  tangent  and 
taai  drawn  to  a  parabola  at  any  point  bisect  internally 
I  •mernaflj  the  angles  lonnnl    by  the    foeal  radius 

Cto  the   point    of  contact  and  the  perpendicular 
UVn  thai  point  to  the  directrix. 

\  parabola  can  be  eon- 
atructed  by  points,  as  fol- 
lows,  if    ita  equation    or 


J 


aquation  is  a1  -  4px.   On 

tbex-sxiatakeOf'  -por  Fig.  9. 

the  given  distance.    Taks 

11(1  -  OF  and  draw  MD  perpendicular  to  OX.  At 
the  right  of  0  take  points  a,  *,  c  ...  and  at  these 
pointa  draw  lines  parallel  to  M O.  With  a  pair  of  divid- 
ers measure  the  distance  Mo.  With  F  aaa  center  and 
Ma  as  a  radius  strike  two  area  intersecting  an'  In  two 
pointa  P  and  I'.  Similarly  with  aft  aa  radius  and  F 
as  center  strike  two  area  intersecting  W  in  the  point! 

desired  may  be  found.  It  follows  from  the  definition. 
I  u«  parabola  that  the  pointa  P  and  P.  Q  and  <f  ...  are  pointa  on  the  curve. 
I  amoUi  euro  drawn  thru  these  points  will  be  the  parabola  required. 
.  IW  Elhpae-  In  the  ellipse  the  eccentricity  *  <  1.  If  the  ellipse  has 
m  wnter  at  (he  origin,  is  symmetrical  with  respect  to  both  coordinate 
■m.  and  haa  ita  major  axis,  equal  to  2a,  along  the  r-aiis,  its  equation  is 

£  +  £-1 TO 

•  the  ellipse  represented  by  equation  (27)  the  minor  axis  is  equal  to  26. 

,  1>  thr  surpse  1.37),  the  distance  from  the  center  to  the  focus  is  equal  to  Vc1  —  ft'. 

■». ...      v--" 


Tbs    distancH    from  the  fod   to   a   point   f i  = 
laim,     These  distances  are  called  the  focal  radii 
t  is  evident  that  the  sum  of  the  local  radii  to  any 
ol  the  curve.     The  ellipse  having 
minor  axis  equal  to  2s,  along  the 
— «s  an  UK  equation 

H  tbe  local  radii  be  drawn  to  any  point  on  an  ellipse,  and  tangent  and 
"■Hal  \r  drawn  to  the  ellipse  at  this  point,  the  tangent  and  norms!  bisect, 
'"Wnively,  the  exterior  and  interior  angles  formed  by  tho  focal  radii. 
THa  property  makes  it  possible  to  construct  the  tangent  and  normal  at  any 
(■u.t  on  in  ellipse,  A  tangent  to  the  ellipse  — j  +  -~  -  1  at  the  point 
''■  =  In.  ml  has  the  equation 
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The  Hyperbola.  The  hyperbola  which  has  its  center  at  the  origin, 
symmetrical  with  respect  to  both  axes,  and  has  its  transverse  axis  equal 
2a,  along  the  x-axis,  has  for  its  equation 

4-£-i o 

a1         6* 

In  the  hyperbola  represented  by  equation  (28),  b  is  the  real  coefficient 
the  imaginary  intercept  of  the  curve  on  the  y-axis,  and  26  taken  along  1 
2/-axis  is  called  the  conjugate  axis. 

In  hyperbola  (28),  the  distance  from  the  center  to  the  focus  is  equal   to  Ve*  i 

and  the  eccentricity  «  -  — .     The  focal  radii  of  hyperbola  (28)  are  equal 

a 

tx\  ±  a.     Thus,  in  the  case  of  the  hyperbola,  the  difference  of  the  focal  radii  dra 

to  the  point  Pi  is  equal  to  2a,  the  transverse  axis. 

6.    Probability  of  Errors 

Arithmetic  Mean.  Observations  or  measurements  of  any  magnitu 
differ  more  or  less  among  themselves.  When  all  known  sources  of  en 
have  been  eliminated  and  all  observations  made  with  the  same  care,  o 
result  cannot  be  accepted  as  more  accurate  than  the  others.  In  such  cas 
the  arithmetical  mean  of  all  observations  is  taken  as  the  most  probeJ 
value  of  the  magnitude.  If  x  is  an  observed  value,  and  n,  the  number 
observations;  a,  the  arithmetical  mean,  is  given  by  the  expression, 

x\  +  xt  +  .  .  .    ^  2x 

n  n 

■ 

Weighted  Mean.  The  circumstances  under  which  the  observations  t 
taken  may  cause  some  of  the  results  to  be  more  trustworthy  than  othe 
For  example,  suppose  that  two  measurements,  xi  and  xt,  of  a  magnitude  i 
taken,  and  suppose  that  xi,  for  some  reason,  is  likely  to  be  more  accun 
than  x%\  then  xi  could  be  given  more  weight  in  the  mean  than  x»  by  addi 
it  twice,  say.     In  this  case  the  mean,  a,  would  become 

2xi  +  b* 

If  the  different  observed  values  are  xi,  xi,  .  .  .  and  the  weights  f 
Pi,  pi,  .  .  .  respectively,  the  weighted  mean,  A,  has  the  value, 

«  **  Tl  "*"  Pl  Xi  **"  •  •  •    _  ^  Px 
Pi  +  Pi  +  •  •  •  2  p 

Residuals.  If  the  arithmetical  mean  is  found  by  equation  (1)  and  ea 
observed  value  is  substracted  from  the  mean,  the  difference  is  called  t 
residual.  The  residuals  are  taken  to  be  the  errors  of  observation,  b 
they  differ  from  the  true  errors  of  observation  by  as  much  as  the  me 
differs  from  the  actual  value  of  the  magnitude  observed.  If  the  residui 
are  large,  it  is  evident  that  there  is  more  doubt  as  to  the  accuracy  of  the  mei 
than  if  the  residuals  are  small.  Likewise,  if  only  a  few  observations  a 
taken,  the  accuracy  of  the  mean  is  not  so  great  as  it  would  have  been 
a.  lnng  series  of  observations  had  been  taken.  It  should  be  possible,  the! 
"tnsidering  the  magnitude  of  the  residuals  as  well  as  the  number 
■ons  taken,  to  determine  by  how  great  a  probable  error  the  met 
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ftfoe  is  likely  to  be  affected.  This  determination  has  been  made  by  the 
■woo  of  lkast  squares,  which  is  based  on  the  mathematical  theory  of 
potability.  If  the  probable  error  is  denned  to  be  a  quantity  such  that  the 
vmr  of  the  mean  is  more  likely  to  be  smaller  than  this  quantity  rather  than 
pester,  then  the  probable  error  of  the  mean  of  n  observations  is  given  by 
6*  expression 


E  -  0.6745 


\n(n-l) 


(2) 


■here  Z  r>  is  the  sum  of  the  squares  of  the  residuals.     The  probable  error 
tf  any  one  of  the  n  observations  is 


Eo  =  0.6745 


(3) 


hwn  equations  (2)  and  (3)  it  can  be  seen  that  the  probable  error  of  the  mean 

bless  than  that  of  any  observation  in  the  ratio  1  :  Vn. 

Probable  Error  of  Weighted  Mean.  If  pi,  p*  .  .  .  are  the  weights  to  be 
attached  to  the  observed  values  x\%  x*,  .  .  .  t  then  the  probable  error  of  the 
filiiled  mean  is 


B  -  0.6745 

i  is  one  of  the  residuals, 
shaee  weight  is  unity  is 


I  _E_P*l_ 
\  (n  -l)2p 


(4) 


The  probable  error  of  an  observation 


Eo  -  0.6745 


|  2pt>« 


(5) 


fi*snjh=...=l,  itis   evident  that  equations  (4)  and  (5)  reduce 
■especuvely  to  equations  (2)  and  (3). 

1.    The  following  aeries  of  observations  was  taken  in  which  all  the  results 
of  equal  weight. 


Observed  values 

V 

x 

S. 68 

-0.48 

0.1849 

3  11 

-  1.00 

1.0000 

4.76 

+  0.65 

0.4225 

2.75 

-  1.86 

1.8496 

4.15 

+  0.04 

0.0016 

5.08 

+  0.97 

0.9409 

2.95 

-  1.16 

1.8456 

•  36 

+  2.24 

5.0176 

8.78 

-0.83 

0.1089 

4.49 

+  0.88 

0.1444 

10141.10 

2  r» -11.0160 

a-4.11 

■  -1 


IL0160 


-  1.224 


•*  e*  »  0.6745  X  1.106  —  0.746,  probable  error  of  one  observation. 

0.746 
S  "  ~t=t  tm  0.236.  probable  error  of  mean. 
V  10  wMn 
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Example  2.    Suppose  the  observations  in  Example  1  have  the  weights 
the  following  table: 


assigned  in 


V 

Observed  value 

V 

»» 

p»* 

2 

3.68 

-0.43 

0.1849 

0.3698 

1 

8.11 

-1.00 

1.0000 

1.0000 

1 

4.76 

+0.65 

0.4225 

0.4225 

1 

2.75 

-1.36 

1.8496 

1.8496 

3 

4.15 

+0.04 

0.0016 

0.0048 

1 

5.08 

+0.97 

0.9409 

0.9409 

1 

2.95. 

-1.16 

1.3456 

1.3456 

1 

6.36 

+2.24 

5.0176 

5.0176 

3 

3.78 

-0.88 

0.1089 

0.3267 

2 

4.49 

+0.38 

0.1444 

0.2888 

Xp-16 

10  [41.10 

£p0*«ll.6663 

4.11  =o 

.'.  Eo 

.-.  E 


0.6745  X  1.134 
is  unity. 
Eo         0.7649 


V2  V 


yn  -  1  *       9 

«=  0.7649,  probable  error  of  an  observation  whose  weight 

0.1912,  probable  error  of  the  weighted  mean. 


7.    Applications  of  Calculus 


Explicit  and  Implicit  Functions.  In  differential  calculus  one  variable  is 
an  explicit  function  of  another  when  the  function  is  solved  for  the  first 
variable  in  terms  of  the  second.  In  the  expression  1/  =  x3  —  x  +  1,  y  ia 
an  explicit  function  of  x.  One  variable  is  an  implicit  function  of  another 
when  the  function  is  solved  for  neither  variable.  For  example,  in  the 
equation  x*  +  y2  =  25,  y  is  an  implicit  function  of  x.  In  this  expression, 
x  is  also  an  implicit  function  of  y.  The  elementary  rules  for  differentiating 
explicit  functions  are  assumed  to  be  known.  A  second  derivative  is  ob- 
tained by  differentiating  a  first  derivative,  a  third,  by  differentiating  a 
second,  and  so  on. 

Differentiating  Implicit  Functions.     Suppose  there  is  given  /(x,  y)   =  o. 

Sometimes  in  such  a  function,  when  it  is  desired  to  obtain  —  it  is  difficult  or 

dx 

impossible  to  solve  the  expression  for  either  variable.     Then  it  is  important 

to  be  able  to  differentiate  an  implicit  function.     The  method  of  procedure 

used  in  finding  a  first  and  second  derivative  of  an  implicit  function  will  be 

shown  by  a  simple  example. 

Given    the    function    6s  x*  +  o*  y*  =  a*  b*. 
dy        A       n dy  b*x 


Differentiating    term    by    term    gives 


26»x  +  2a*  y  -r 
dx 


0.      Hence, 


dx 


a*y  .  b*—  b*x  .  a* 


dx 


a*y 


(1).     Differentiating  once  more,  — - 


a*y* 


substitute    value    of    —r-     from    (1). 


dy_ 
dx 


Then 


dx* 


M., 


V      a*y 


) 


a*&V  +  tfx* 


a*y*  a*y* 

'unction  &*x*  +  oV  ■*  a*b\ 


b»(6»x»+  a  V) aW 

a*y*  a*y* 


a*y8 


■mce 
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Geometric  Interpretation  of  Derivative.    The  derivative  -—  represents 

ax 

tl*  slope  of  the  tangent  at  a  point  P  on  the  curve  y  =  /  (x).      Let  —r-  be 

dx 

the  value  of  —  at  Pi  =  (xi,  yi).     For  example,  in  x1  +  y*  =  25.  —  = • 

ox  ax  ]/ 

Let  A  =(3,  -  4).    Then  ^  =  T  -  —  1  ~--T"-   Sincem- 

axi       L       i/Jx  =  8  — 4       4 

■j-  «  slope  of  tangent  at  Pi,  the  slope  of  the  normal  — =*  — -— . 

«*  m  dyi 

The  equation  of  the  tangent  at  Pi  is  then  y—  yi  =  —  (x  —  xi).     The 

OXl 

dxi 
i^uation  of  the   normal,  at   the  same  point  is  y  —  y\  =  —  —  (x  — Xi). 

dyi 

Length  of  subnormal,  at  Pi  =  yi  -7—.     Length  of  subtangent  at  Pi  =  1/1  -7—. 

dxi  dyi 

Length  of  tangent  at  Pi  =  y\\  1  +  iT~)  •     Length  of  normal  at  Pi  = 

Parametric  Equations.  Sometimes  a  curve  is  represented  by  two  equa- 
tions y  -/(f),  x  «  4>  (0  (2)  instead  of  by  one  equation  y  =/(x)-  (3). 
This  ts  especially  true  in  problems  of  motion.  Equations  (2)  are  called 
PAftwrKic  equations  and  t  is  called  the  parameter.  See  (6),  (20), 
•2»)  and  (39). 

Mrrtmt  and  Minima.  In  many  practical  problems  it  is  necessary  to 
deal  with  functions  that  have  a  maximum  or  minimum  value,  and  it  be- 
comes desirable  to  find  the  value  of  the  variable  that  produces  such  a 
maximum  or  minimum  value  in  the  function.  The  conditions  that  must 
be  satisfied  in  order  that  a  function  y  «  f(x)  may  have  a  maximum  or  min- 
imum value  are,  first,  that  —  =  0  or  00 ,  and  second,  that  —  change  sign 

ax  ax 

dii 
r.  the  maximum  or  minimum  point.    At  a  maximum  point,  —  changes  sign 

ax 

town  -f  to  —  as  the  point  moves  along  the  curve  from  left  to  right.     At  a 

•  •  dy  .  dy 

nranmum,  —  changes  sign  from  —  to  +•    Hence,  for  the  case  where  -7-  =  0, 
ax  ax 

in  order  to  obtain  the  values  of  the  variable  for  which  the  function  has  a 

maximum  or  minimun   value,  the  first  derivative  of  the  function  is  placed 

"?ual  to  sero  and  the  resulting  equation  is  solved.     The  values  of  the 

variable  obtained  from  this  solution  are  called  its  critical  values.     The  next 

*tep  is  to  test  the  first  derivative,  using  one  critical  value  at  a  time,  first  with 

»  value  of  the  variable  a  little  less  than  the  critical  value,  then  with  a  value  a 

tittle  greater  than  the  critical  value.     If  the  first  derivative  changes  sign 

iron  +  to  — ,  the  function  has  a  maximum  for  that  value  of  the  variable. 

If  it  changes  sign  from  —  to  +f  the  function  has  a  minimum  for  that  value 

fi  the  variable.     If  the  derivative  does  not  change  sign,  the  function  h^ 

fieitber  a  "*»Tifimm  nor  a  minimum  at  the  point  considered. 
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Example.    Given,  y  —  (x  —  2)*  (x  +  1),  solve  for  maximum  and  minimum  values. 

^  -  (i  -  2)«  +  2(x  +  1)  (x  -  2)  -  Sx  (x  -  2). 
ax 

To  find  critical  values,  place  3x  (x  —  2)  -  0.    This  gives  x  =»  0  or  2,  which  are  the 

critical  values.    Test  first  derivative  for  each  critical  value. 


dy 

dy 
xX^is- 


the  max. 


dy 
0<x  <  2.  -^  is  — 
dx 

dy 
x>2-pis  + 

dx 


-".  x  —  2. 
the   min. 


By  substituting  x  —  0  and  x  =  2  in  the  function  it  is  found  that  y  =  4,  y  «■  0  are  the 

values  of  the  function  at  the  maximum  and  minimum  points  respectively.     For   av 

dy 
treatment  of  the  case  where  —  «=  o©  at  a  maximum  or  minimum  point,   see     (6). 

(20),  (28a)  and  (89). 

Given  y  =/(x),  to  obtain  dy  it  is  simply  necessary  to  find  —  and  to 

ox 

multiply  this  expression  by  dx. 

Points  of  Inflection.     A  point  of  inflection  separates  an  arc  of  a  curve 

that  is  concave  upward  from  an  arc  that  is  concave  downward.     At   a 

point  of  inflection  of  y  —  f(x),  —  =»  0  and  changes  sign  at  that  point. 

ax* 

See  (6),  (20),  (28a)  and  (39). 

Rates.  Let  y  —  f(x)  be  considered  as  a  curve  generated  by  a  moving 
point.  Then  x  and  y  can  be  regarded  as  functions  of  the  time.  The  method 
of  solution  employed  in  problems  involving  rates  can  best  be  illustrated 
by  examples. 

Example  1.     In  the  function  y  —  2x*  -f  6,  what  is  the  value  of  x  at  the  point  where 

dy     dy  dx  dx 

y  increases  64  times  as  fast  asx?    y=s2x«+6,  —-—  —--6x»— ;  but,  it  is 

at       ax  at  at 

dy  dx  dx  dx 

that  —  -  54  —s  hence  54t--6x»-—  or  9  «-  x*  and  x  «    ±8. 
at  at  at  at 

Example  2.    A  circular  plate  of  metal  expands  by  heat  so  that  its  radius 

uniformly  at  the  rate  of  0.01  in  per  sec.    At  what  rate  is  the  surface  increasing   wh 

the  radius  is  2  in  ?     Let  x  —  radius,  y  —  area;  then  y  »  n  x*  and  -■    -  « 

eft 

dx  dx 

2  v  x  -—;  but  —  —  0.01  in  when  x  «*  2;  substituting  above.    Rives 
at  a* 

dy 

£  -  2ir  X  2  X  0.01  =  0.04s-  sq  in  per  sec 

Fi?.  11.  Curvature  and  Radius  of  Curvature.    The  rate  of  change  of 

direction  of  the  tangent  to  a  curve  as  the  point  of  tangency 

describes  the  curve  is  called  curvature,  and  is  denoted  by  K.     In  the  circle 

K  =  — .     That  is,  the  curvature  of  a  circle  is  constant  and  equal  to  the  re— 

ciprocal  of  the  radius.     Since  the  radius  of  curvature  of  a  curve  at  a  givex* 
point  is  defined  to  be  the  radius  of  the  circle  having  the  same  curvature 
the  curve  at  that  point,  the  value  of  the  radius  of  curvature  R  of 
curve  in  rectangular  coordinates  at  any  point  is  given  by  the  expression 

dx* 


G 
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Tf|ior*t  and  Madanrin's  Formulas.    If  /(a)  equals  the  value  of  /(?) 
when  a  m  substituted  for  x,  and  /»  -=  1.2.3  .  .  .  n,then 

/« -/(»)  +^j/(«)  +  ^rw  +  ^r«  +  —  (2> 

■  the  form  of  Taylor's  formula  that  is  used  to  expand  a  function  of  one 
variable,  say  x,  into  a  series  in  the  powers  of  x  —  a. 


g^P—**!    /(x)  -  3**  —  2x  +  1  in  powers  of  x  —  1: 
/(x)  -  3x*  -  2x  +  1  /(l)  -  2 

/(x)-fix   -2  /'(D-4 

/"<*)  -  «  /"(I)  -  6 

f"(x)  -  0  /"'(l)  -  0. 

in  (2)  gives, 
/(x)  -2  +4Cx  -1)  +  -^-(x  -D* -2+4(*  -1)  +8(*  -l)*Ans. 

If  a  +  x  is  substituted  for  x  in  (2),  the  series  takes  the  form, 

/».a+x)  -/(a)  +7T-Aa)  +^~f\a)  +  |V'(a)  + (3) 

Series  (3)  is  used  to  expand  a  function  of  the  sum  of  two  quantities  into  a 
teries  proceeding  according  to  the  powers  of  one  of  the  quantities. 

In  (3),  if  sero  is  substituted  for  a,  the  special  form  of  Taylor's  formula 
■  obtained  which  is  called  Maclaurin's  formula.    This  formula  is 


/">  «/(0)  +  ■#- A0)  +-£-/"(0)  +-£-f"{0)  + 


(4) 


Series  (-f)iaused  to  expand  a  function  of  one  variable  into  a  series,  proceeding 
according  to  the  powers  of  that  variable. 

taefratioa  of  Algebraic  functions.  The  integration  formula,  which  is 
one  of  the  simplest  and  at  the  same  time  one  of  those  most  used  by  en- 
faeers,  is  the  following 

vn  dv +  C (5) 

n  +  1 

la  equation  (5)  C  is  the  constant  of  integration.     This  formula  is  valid 

dv 
m  all  rallies  of  n  except  n  —  —  1.    If  n  =  —  1 ,  r"  <fi>  becomes  —  and  the  for- 

v 

■sis  becomes  ( —  log  v  +  C 

•      r 

Enmpk  1.     \x*  dx.    Hera  t  -  x,  *  -  S,  .*.      f  x*  dx  -  \i  x*  +  C. 
baasiez.      fx*<fc.      Hera  t  -  x,  n- &.  .\    fx*dx  -  ^+C-y  **  +  C. 
I       f  (3x*  —  4x  +  1)"*  (8x  -  2)  dx.        In  this  case  t  is  a  polynomial 


1*  -  4x  +  1.  «  -  —  2,  and  dr  «=  fix  -  4.  To  make  (3x  -  2)dx  -  dr  it  is  neces- 
■■7  la  endtlpiy  by  2.  Since  the  value  of  the  expression  to  be  integrated  must  not 
bt  caanted,  if  it  is  multiplied  by  2  it  must  also  be  divided  by  2.    Hence  the  integral 

M  f  (Sx»  -  Ax  -f  1)  "*  (6x  -  A)  dx  which  on  integration  is  equal  to 

JL  «*-4«ti>-i  .  r  _  *  +  c 

2  -  1  to-        2  (3x«  -  4x+  1) 
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/x*  —  4x*  —  6x  +  1 
dx  on  dividing  the  numerator  by  the 
X* 

inator  become* 


/ 


6            .                                                                            4x* 
(z*  —  4x 1-  x    )  dx  which  equals  on  integration  H  z* 6  log 

x  Z 


x-1 

—:  +  C  -   )i  x«  -  2x*  -  6  log  x  -  r-i  +  C. 

For  the  integrals  of  other  algebraic  functions,  a  table  of  integrals  (41)  shot 
consulted. 

Integration  of  Trigonometric  Functions.     In  finding  areas  where  ce 
substitutions  are  used,  the  following  types  of  integrals  result,  J  sin2z  <kt 

I  cos*  x  dx.      Integration  of    these  expressions  can  be  performed  by 

use   of   the   substitutions   sin'x  =  Yi{\  —  cos  2x),    cos1*  =  XA(\  +  cos 
It  should  be  remembered  in  finding  the  integrals  of  trigonometric  funct: 
by  means  of  formulas,  involving  the  angle  v,  that  dv  is  the  differential 
the  angle,  whatever  the  angle  is. 

Example.     Given     f  cos  vdv  =  sin  r  +  C         Find     I  cos  2x  dx.      Here   »  «  1 

h»ee*  -2*.  /.  Jcctodx  =  ,,/co.  2x  •  2*  =  Ji*  2*  +  C. 

For  other  trigonometric  forms,  the  use  of  a  table  of  integrals  (41)  is  advised. 
Constant  of  Integration.      Since  d(x*)  =  2i,     J  2  xdx  =  x*;  <Z(x*   —  ; 

-  2x,    J  2  xdx  =  x*  -  3;   d(x*  +  C)  =  2x,      J  2  xdx  =  x«   +  C      T\ 

differentiation  of  the  result  of  any  integration  must  give  the  expression 
the  right  of  the  integral  sign.      Since  the  derivative  of   any  constant 
equal  to  zero,  the  existence  of  a  constant  in  the  result  of  every  integrate 
must  be  assumed.     This  constant  is  called  the  constant  of  integratio 
In  any  practical  problem,  the  value  of  the  constant  of  integration  must  1 
determined  before  the  results  of  integration  may  be  used.     When  the  i 
tegration  is  performed  between  limits,  the  constant  disappears  thru  tl 
operation  of  subtraction. 
Example  1.    Find  the  area  between  the  curve  y  =  x\  the  x-axis,  and  the  fr 

ordinate*  i  -  2  and  x  =  8.    A  =   I  ydx.    Here  A  =»   I     ydx  and   y  —  x».       Hes 

A  -   I    x*dx  =  I  Hx*  +  C  I  .    To  And  the  value  of  the  expression  in  the  brad 

substitute  in  it  successively  x  =  3  and  x  =  2  and  subtract  the  latter  result  from  t 

former.    This  operation  gives,  A  =  \\i  •  81  +  C  I  -  jtf  •  16+  c\  =  — -  - 

Example  2.    Another  method  of  eliminating  the  constant  is  to  determine  its  val 

by  making  use  of  initial  conditions  given  in  the  problem.     Suppose  a  body  is  movi 

in  space  acted  upon  by  a  constant  acceleration  equal  to  g.    Also  suppose  that  wb 

the  time  t  =  0,  the  distance  passed  over  a  =  a,  and  the  Velocity  v  —  b.    Find  t 

relation  between  a  and  t. 

dv 
Acceleration  =  —  =  g.    Integrating,  t  =  gt  +  ei.    But  v  =  b  when  t  -  0.     Hen 


da 
0  +  ci,  that  is,  ft  -  6.    /.*  =  —«  gt  +  b  and  integrating  again,  a  -  H  9* 
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It  +  *.  Bat  •  -  a  when  1—0.  Hence,  a— 0+0+esores«a.  /.  •  *  H  0**  + 
K**,  the  rotation  required. 

Areas.  In  rectangular  coordinates  the  area  between  a  curve,  two  or- 
dilates  x  —  a  and  x  =  6,  and  the  z-axis  is  expressed  by  the  definite  integral 

A  -  I  yds.    In  order  to  find  the  value  of  this  integral,  it  is  necessary  to 

substitute  for  y  its  equivalent  in  x  obtained  from  the  equation  of  the  curve. 
in  example  illustrating  this  process  has  been  given  in  the  discussion  of  the 
coa»Unt  of  integration. 

MECHANICS 

Mechanics  is  the  science  which  treats  of  the  fundamental  relations  between 
f'irc*,  ma*v,  space  and  time.  The  three  important  systems  of  units  which 
an*  tmd  in  the  measurement  of  these  quantities  may  be  tabulated  as  fol- 
lows?: 


]       Force 

Man 

Space 

Time 

Ecjdnh.  engineer's. 

pound 

pounds! 

dyne 

gee-pound 

pound 

gramme 

foot 
foot 
centimeter 

second 

E&C'jaa,  abooiute 

second 

rrineh,  metric 

second 

! 

8.    Force 

An  action,  in  the  nature  of  a  push  or  a  pull,  exerted  by  one 
material  body  upon  another,  is  called  a  force  and  a  similar  action  between 
pans,  or  particles,  of  the  same  body  is  called  a  stress.  These  actions  are 
actually  distributed  over  an  area,  but  a  force  is  usually  treated  as  tho  it 
*ere  concentrated  at  a  point,  called  the  point  of  application,  and  acted 
ia  a  hue,  called  the  une  of  action.  A  force  is  completely  specified  when  its 
Bagnitude,  action  line  and  direction  are  given,  and  it  may  be  graphically 
"presented  by  a  directed  line,  called  the  force  vector,  whose  length,  to 
■raw  chosen  scale,  represents  the  magnitude  of  the  force.  Any  point  in 
the  action  line  may  be  assumed  to  be  the  point  of  application  without  any 
?han«e  in  the  effect  produced  by  the  force.  The  force  of  attraction  between 
ad>*  material  body  and  the  earth  is  called  the  weiqht  of  the  body,  while 
•**  weight  per  unit  volume  is  called  the  heaviness.  The  weight  of  a 
pound  mas  is  taken  as  the  unit  of  force  in  the  English  engineer's  system 
of  units  and  is  called  the  pound's  weight  or,  more  commonly,  simply  a 
pond,  but  it  is  necessary  in  equational  relations  to  distinguish  carefully 
between  the  pound  mass  and  the  pound's  weight. 

The  Moment  of  a  Force,  with  respect  to  a  point,  is  a  name  given  to  tho 
product  of  the  magnitude  of  the  force  and  the  perpendicular  distance  from 
the  point  to  the  action  line  of  the  force.  The  name  couple  is  given  to  two 
equal  parallel  forces,  oppositely  directed,  and  the  product  of  either  force 
■nd  the  perpendicular  distance  between  their  action  lines  is  called  the 
wwcst  of  the  couple,  since  it  represents  the  aggregate  moment  of  the  two 
fcrtsa  with  respect  to  any  point  in  their  plane.  A  couple  may  be  moved 
ujrwhere  in  its  own  plane,  or  into  any  parallel  plane,  without  changing 
h*  effect,  and  it  may  be  graphically  represented  by  a  directed  line,  perpen- 
'Jkfular  to  the  plane  of  the  couple,  which  points  in  the  direction  from  which 
t*e  couple  must  be  viewed  to  appear  positive,  and  whose  length  represents 
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the  magnitude  of  the  couple  moment.  A  counter-clockwise  moment  is 
usually  considered  positive  and  a  clockwise  moment  negative,  except  in  the 
discussion  of  bending  moments  where  the  opposite  convention  is 
advantageous. 

Force  Systems.  A  number  of  forces  acting  simultaneously  on  a  body 
constitute  a  force  system,  and  the  single  force,  or  couple,  which  would 
produce  the  same  effect  is  called  the  resultant  of  the  system.  If  the  forces 
of  a  system  have  a  common  action  line,  the  system  is  said  to  be  collinear 
and  if  the  action  lines  intersect  in  a  common  point,  the  system  is  said  to  be 
concurrent;  otherwise  it  is  a  parallel  or  a  nonconcurrent  system.  If 
the  action  lines  are  confined  to  the  same  plane,  the  system  is  called  a  plane  or 
coplanar  system ;  if  not,  it  is  called  a  space  system.  It  is  a  physical  axiom, 
that  the  resultant  of  two  concurrent  forces  is  the  single  force  which  may  be 
represented,  in  magnitude  and  direction,  by  the  diagonal  of  the  parallelo- 
gram whose  adjacent  sides  represent  the  given  forces,  and  it  is  easily  proved 

that  the  moment  of  this  resultant,  with  respect 
to  any  point  in  the  plane  of  the  forces,  is  equal 
to  the  algebraic  sum  of  the  moments  of  the  given 
forces  with  respect  to  the  same  point.  Stated  in 
algebraic  form,  the  graphic  relations,  shown  in 


Pig.  12 


Fig.  12,  are;  R  -  ViV  +  P*«  +  2  Pi  P%  cos  0, 
sin  a  =  P%  sin  6  /  /£,  Rr  =  Pi  pi  +  P%  pi.  For 
the  special  case  of  $  «  90°,  Fig.  13,  Px  -  R  cos 
a  and  Py  *■  R  sin  a,  where  Px  and  Py  are  the 
so  called  rectangular  components  of  R. 

If  a  force  is  replaced  by  its  two  rectangular 
components,  one  of  which  is  parallel  to  a  given 
axis  and  the  other  in  a  plane  perpendicular  to 
it,  the  product  of  the  perpendicular  component, 
and  the  perpendicular  distance  between  its  action 
line  and  the  axis,  is  called  the  moment  of  the 
given  force  with  respect  to  that  axis.  By  the 
application  and  extension  of  these  fundamental 
relations  for  two  concurrent  forces,  any  given  system  of  forces  may  be  reduced 
to  its  simplest  equivalent,  in  general  to  a  single  force  and  a  couple,  and  the 
conditions  determined  under  which  these  resultants  may  have  a  sero  value. 
The  equations  for  determining  the  resultants  of  the  different  systems  of 
forces  and  also  the  equations  of  equilibrium,  may  be  listed  as  follows: 

Table  I. — Equations  for  Determining  Resultant.   Equilibrium  Equations 


Collinear. 
Parallel.. 


Concurrent.. 


Plane  System 


R-ZP 

J2"«2P 

r-2(Py)/R 


J?-VzPx«  +  ZPy« 
tano^-ZPy/sP, 


Space  System 


R-2P 

aso-Z(P*)/R 

W*-Z(Py)/R 


R  -  V  ZP^  +  ZPy« + ZPg* 
eosao-ZPj/JZ 
eos3d«2Py/« 
CMyo"-ZPg/R 


Plane 


ZP-0 

2P-0 
2<Pl0  -0 


ZP^-0 

ZPy-0 


Space 


ZP-0 
2(P»)  -0 
2(Pf)  -0 


zpx. 

ZPy. 
2P,-0 


>0 
>0 


An.  8 
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Force 
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(Continued) 


S-VzP^+ZP,* 

tans-ZPy/ZP, 

r  -2(F *    x-Pj)/B 

^-ZCP,»)/2Py 


Space  System 


If 
M 

Af 


—  ZPJR 
f*  =  ZPy/R 
y-ZPJR 

3(P,  «-P,v) 
z(P,*-Px«) 
2(PJCy-Pyx) 

Vif^+Afy'+AV 


eos«,-M„/Af 

eosfl^-M  /Af 
■Ji;/3f 


V 


Plane 


2Ps-0 

2P  -0 

JW,-0 

or 

3fA-0 

AfB-0 
3fc-0 


Space 


2P,-0 
ZP  -0 
ZP.-O 

3fs-0 
H.-0 


Explanation  op  Notation.  With  reference  to  any  chosen  set  of  axes, 
«,  $  and  y  are  the  ancles  between  the  action  line  of  any  force,  P,  and  the 
X,  7  and  Z  axes  respectively,  while  x,  y  and  z  are  the  coordinates  of  any 
point  on  the  action  line,  the  assumed  point  of  application.  These  same 
fetters,  with  a  sero  subscript,  refer  similarly  to  the  resultant,  R,  and  the 
perpendicular  distance  from  the  origin  to  the  action  line  of  the  resultant 
U  represented  by  r.  Px  -  P  cos  a,  Py  =  P  cos  0  and  P,  -  p  cos  y  are 
tat  rectangular  components  parallel  to  the  respective  axes,  while  M«, 
My  and  Jf „  the  aggregate  moments  of  the  force  system  with  respect  to  the 
X.  Y  and  Z  axes,  are  equivalent  to  three  couples 
whose  planes  of  action  are  perpendicular  to  the  re* 
■peetnre  axes.  These  three  couples  may  be  replaced 
by  t  single  couple,  Af ,  whose  plane  of  action  is  per- 
pradinilar  to  a  line  which  makes  the  angles  Oc,  fie 
■ad  yc  with  the  X,  F  and  Z  axes.  Any  plane 
•retem  is  assumed  to  act  in  the  X  Y  plane,  and 
•nee  a  and  fi  are  then  complementary  angles,  the 
*<a  $  may  be  replaced  by  sin  a.  In  a  plane  parallel 
intern  the  X  axis,  and  in  a  space  parallel  system 
the  Z  axis,  is  assumed  to  have  the  same  direction  as 
toe  fortes. 

Gumc  Methods.  In  Fig.  14,  let  Pi,  Pt,  Pi, 
P4.  represent  the  forces  of  any  given  plane  system. 
Drew  the  force  polygon  (see  Fig.  15),  ABCDE 
«itA  sides  respectively  parallel  and  proportional  to 
tat  given  forces.  The  closing  side  BA,  reversed  in 
dsattioa,  represents  the  magnitude  and  direction 
•f  the  resultant  of  the  given  system.  To  locate  its 
Kfaon  line,  take  any  convenient  pole,  as  0,  and 
ossect  H  with  the  points  A,  B,  C,  Z>,  E  by  the 
Utb  OA,  OB,  OC,  OD  and  OE.  Then,  in  Fig.  14, 
few  the  strings  oa,  ob,  oet  od,  oe,  parallel  to  the  corresponding  rays,  making 
nosKutive  strings  intersect  in  the  action  line  of  the  force  to  whose  vector 
ttouaititt  the  corresponding  rays  were  drawn.    The  intersection  of  the 


Fig.  14 
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strings  oa  and  oe  determines  a  point  in  the  action  line  of  the  resultant  foi 
which  may  now  be  drawn  thru  this  point,  parallel  to  the  direction  previbi 
determined.  If  the  force  polygon  closes,  that  is  if  the  points  A  and 
coincide,  the  system  is  a  balanced  system,  unless  the  strings  oa  and 
are  parallel  instead  of  coincident,  in  which  case  the  resultant  of  the  gii 
system  is  a  couple,  with  a  force  represented  by  the  ray  OA  and  an 
equal  to  the  perpendicular  distance  between  the  strings  oa  and  oe.  II 
system  of  forces  in  space  is  projected  on  each  of  the  three  coordinate  plaxu 
the  resultants  of  the  three  plane  systems  so  formed  are  the  projections  of 
resultant  of  the  space  system.  It  should  be  seen  that  the  rays  drawn 
the  extremities  of  any  force  vector  represent  possible  component  foi 
by  which  that  force  may  be  replaced,  and  that  the  corresponding  s( 
in  the  string  polygon  are  the  chosen  action  lines  of  these  components. 
Friction  is  a  name  given  to  the  component  force,  tangent  to  the  surff 
of  contact  of  two  bodies,  which  tends  to  oppose  or  prevent  their  relatr 
sliding  motion.  This  force  may  have  any  value  between  sero  and  a  maai 
imum  value,  called  the  limiting  friction  which  exists  when  slippinj 
takes  place,  or  is  impending.  The  fundamental  law  of  friction  is,  that  fo 
any  given  pair  of  surfaces,  the  ratio  of  the  limiting  friction  to  the  norma 
pressure  between  the  surfaces  is  a  constant,  called  the  coefficient  01 
friction  for  those  surfaces;  static,  if  slipping  is  impending;  kinetic,  i 
slipping  is  actually  taking  place.  Stated  in  symbols,  F  «=  fN.  The 
coefficient  of  static  friction  is,  in  general,  slightly  larger  than  the  kinetic 
coefficient  for  the  same  surfaces.  The  angle  of  friction  is  denned  as 
the  limiting  angle  which  the  resultant  reaction  makes  with  the  norxnaJ 
to  the  contact  surfaces,  and  the  angle  of  repose  is  defined  as  the  angle 
which  the  contact  surfaces  make  with  the  horizontal,  when  sliding  is  im- 
pending under  the  action  of  gravity  alone.  The  transmission  of  powei 
by  means  of  rope  drives  or  belts  is  possible  because  of  the  friction  force 
between  them  and  the  pulley  surface.  The  difference  between  the  driving 
and  the  following  tension  is  equal  to  the  total  friction,  and  the  relation 
between  these  tensions  is  given  by  Pi  =  P*  tfa%  where  Pi  is  the  driving 
and  Pi  the  following  tension,  /  is  the  coefficient  of  friction,  a  is  the  arc  ol 
contact,  in  radians,  and  e  is  the  Naperian  base. 

Rolling  Resistance.     When  a  body,  of  circular  cross-section,  rolls  ovei 
any  surface,  the  resultant  reaction  of  the  surface  acts  at  a  point  whose 

perpendicular  distance,  ahead  of  the  radius  normal 
to  the  surface,  is  called  the  coefficient  of  rolling 
resistance  and  is  represented  by  c  in  Fig.  16.  II 
should  be  carefully  noted  that  this  coefficient  is  a 
distance,  not  a  ratio,  and  is  usually  expressed  in 
inches.  Since  the  resultant  reaction  is  not  normal 
to  the  surface,  it  has  a  backward  component,  called 
the  rolling  resistance  which  opposes  the  motion 
of  the  body.  The  force,  P,  necessary  to  overcome 
this  resistance  is  given  by  P  «  (c/r)W,  if  it  is  ap- 
plied at  the  center,  and  by  P  =  (c/d)W  if  it  it 
applied  at  the  top.  When  a  roller  acts  between 
two  surfaces,  so  that  there  is  a  rolling  resistance 
both  above  and  below  the  roller,  the  force  which  must  be  applied  at  the 
upper  surface,  to  maintain  a  uniform  motion,  is  given  by  P  «  (ci  -f-ct)  W /d% 
where  c\  and  c\  are  the  respective  coefficients  of  rolling  resistance  for  the 
.two  surfaces. 
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9.    Gravity  and  Inertia  Integrals 

Center  of  Gravity.  The  attraction  of  the  earth  for  the  different  particles 
* *  a  material  body  forms  a  system  of  forces  in  space  which  closely  approxi- 
cjW*  to  a  parallel  system,  and  the  point  thru  which  the  resultant  of  this 
M^tem  always  passes,  no  matter  how  the  body  may  be  turned,  is  called 
iW  center  of  gravity.  If  the  body  is  homogeneous  this  point  coincides 
«tth  the  cemtroid,  which  may  be  defined  as  the  point  whose  coordinates 
an*  the  means  of  the  corresponding  coordinates  of  all  the  points  of  a  volume, 
*r»a  or  line.  The  coordinates  of  this  point  may  be  determined  by  means 
ui  the  formulas,  already  listed,  for  locating  the  resultant  of  any  system  of 
I  ir&llel  forces  id  space.  If  W,  V,  A  and  L  represent  respectively  weight, 
*  wumc,  area  and  line, 

Wx=  j\dW  Wy=fydW  Wz  =   (zdW 

Vx=fxdV  Vj=CydV  Vz=CzdV 

A  x  =  J  x  dA  A  y  =   J  y  d  A  A  \ j  =   j  z  dA 

L  x  =    ft  x  dL  L  y  =    \  y  dL  L  z  =    ft  z  dh 

the  different  forms  being  derived  by  the  successive  cancellation  of  a  constant 
heaviness,  a  constant  small  thickness  and  a  constant  small  width.  The 
pouit  so  located  is  strictly  the  center  of  gravity  of  the  body  or  the  centroid 
of  the  volume,  area  or  line,  alt  ho  these  terms  are  frequently  used  interchange- 

Fbute  Parts.  If  a  body  can  be  imagined  to  be  divided  into  a  number  of 
ftnite  parts,  such  that  the  location  of  the  center  of  gravity  of  each  part 
ii  known,  then  the  center  of  gravity  of  the  body  is  located  by 

X  *    XW    "     27    "     ZA  2L 

«hb  similar  expressions  for  y  and  z,  where  W,  V,  A  and  L  represent  re- 
ipectiveJy  the  weight,  volume,  area  or  length  of  the  finite  part,  and  x,  y 
sod  z  are  distances  of  the  center  of  gravity  of  the  part  from  the  chosen  axes 
or  planes  of  reference. 
Moment  of  Inertia  is  a  name  given  to  certain  type  integrals  of  the  form 

I  r*dm,  or    1  r*dA,  called  respectively  the  mass  moment  of  inertia  and  the 

area  moment  of  inertia,  where  r  is  the  perpendicular  distance  from  any 
'inferential  mass,  or  area,  to  the  axis  with  respect  to  which  the  moment  of 
Bertia  is  reckoned.  A  summation  product  of  this  type  appears  in  any 
Amission  of  the  flexural  strength,  or  the  rotary  motion,  of  any  material 
V>fy,  and  its  value  must  be  known  in  order  to  complete  the  discussion. 
The  symbol  /,  or  /,  is  used  to  represent  this  integral,  and  the  name  radius 
op  gyration  is  given  to  the  square  root  of  the  ratio  7/m,  or  I/A.  Tiie 
ndhis  of  gyration,  k,  represents  the  distance  from  the  axis  to  the  point 
There  the  mass,  or  area,  might  be  conceived  to  be  concentrated  without 
~kangmg  the  value  of  the  moment  of  inertia.  The  number  of  units  of  mass 
in  a  body  is  determined,  in  the  English  engineer's  system  of  units,  by  di- 
the  weight  in  pounds  by  32.2,  the  approximate  value  of  the  gravita- 
aceeleration.  in  feet  per  second.     Density  is  defined  as  the  amount 
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A-bh 

x  J~fcfcV12-AAV12 
/x-W,«/12«A6»/12 

/  «M'/8   -AW/8 


Mas 


Fig.  19 


G    b     A   -iW» 
x  -2A/3 
*7  -W/36 -AW/18 
7B-  6W/12  -AW/6 
7*-oW/4  -AM/2 


A  -**(B+o) 
x  «fc(2B+o)  (B+b)/3 
,   -      ..(B»+4Bb+W) 
*  l   m*       36(B+o) 
b     7B=W(B+8b)/12 
PIG.  21  f   -W(8B+b)/12 


x    -** 

/  «m(W +tf)/12 
J,-m(a«+  W)/12 
/   «m(4W-Hi»)/12 


V  -ab*/8 

x  -8A/4 

J   -m(3W+4tf)/80 

J   -m(d«+W) /20 

/M-m(12»+a)/S0 


-p-+ 


JL 
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A  -i*** 
f  »4r/3* 
/   -O.llf* 
„    J^Jy-wrV8-ArV4 
'*   / 0  .«r«/4 -At*/2 


A    -ai« -2a°»f«/360 


S  =2rb/8a-|r 


sina" 


Fig.  26 


1  =JAt«(l-sln  «°  eoe  a°/») 
J  «JAf«(l+dn  a°  eoe  «°/a) 
/,-*Af« 


r»(a-i  sin  2a°) 
(o«-8r»ain*a0)/12A 

*Af      (a-8ina0C08a0) 

l+2mn»q0coeq0) 
Fig.  27         *y  " * A*   (a -sin  a°  cos  a") 
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Fig.  29 


i4a/8»;  y«46/3ir 
Sxa6»/16  =Ab»/4 
•Tfco»/16-AaV4 
SxaKa*+M)/16 


-2M/3 

-8V6;  y-86/8 
-2W/15 
-26W/7 


"^a.  81 


V   -x*r»/8 
x   -8*/4 

J  -3m(W+4r*)/80 

/x-8mf«/10 

J   «8m(4W+r*)/20 


V   =rf«fc 

x   =\h 

I  -m(W+3r*)A2 

7   -m(4W+3r*)/12 


V   -2*H/8 

y   -8r/8 

7   -83mr*/320 
/x-2mr«/6 
7   -2mr*/6 


V   -A* 
J  -mW/12 


Jy-wfc«/S 
7»-mWaiii<i0/3 


x  «=2/2/t* 
/  =m(4R*+3i*)/4 
/   =m(4R*+5r*)/8 
*App.  (or  r  small 


V  -\wa*h 
x   =2*/3 
/   -m(fti+3o*)Aft 
Jx  -ma'/S 
7y-m(3W+d*)/6 
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rf  mam  per  unit  volume,  or,  in  symbols  6  =  W/gV,  so  that  for  any  given 
sitcful  m  =  &V  =  W/g.  The  moment  of  inertia  of  a  mass,  or  area,  with 
respect  to  any  axis  is  equal  to  its  moment  of  inertia  with  respect  to  a  par- 
iM  axis  thru  the  center  of  gravity,  plus  the  product  of  the  mass,  or  area, 
uA  the  square  of  the  distance  between  the  axes.  The  moment  of  inertia 
V  a  compound  mass,  or  area,  with  respect  to  any  required  axis,  is  equal  to 
'i*  sum  of  the  moments  of  inertia  of  its  parts  with  respect  to  that  axis. 
If  X.  Y  and  Z  are  three  mutually  perpendicular  axes,  and  any  given  area 
is  in  the  X  Y  plane,  then  Ix  and  ly  are  called  the  rectangular  moments  of 
inertia  and  J,  is  called  the  polar  moment  of  inertia,  sometimes  represented 
sy  /.  For  such  a  case  J  =  1%  =  1%  +  ly,  gives  a  convenient  relation 
taween  these  moments.  The  moment  of  inertia  of  any  thin  plate,  with 
rep*et  to  an  axis  in  its  face  or  perpendicular  to  it,  is  equal  to  the  density, 
tjiws  the  thickness,  times  the  moment  of  inertia  of  the  face  area  with 
respect  to  the  same  axis.  In  Table  II,  a  is  measured  in  radians,  and  a° 
ifi  decrees,  one  radian  =  57.°296;  1°  -  0.0175  radians. 

Types!  Problem.  To  determine  the  moment  of  inertia  of  any  compound  section 
•am  vita  respect  to  a  horizontal  gravity  axis,  divide  the  given  area  into  simple  part 
■est  far  which  7  and  y  are  known,  and  apply  the  formulas  f  —  "LAy/xA,  and  /  «= 
/  -l  A#,  fahnlarhg  the  solution  as  shown. 

Is  thai  ease  the  given  channel  section  may  be  divided  into  three  rectangles  and 
for  which  the  values  of  1  are  given  in  Table  II. 
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10.    Stress  and  Strain 

is  a  name  given  to  the  distributed  force  within  a 
hdy  which  is  brought  into  play  by  the  action  of  external  forces  upon  the 
My.  The  accompanying  change  of  shape,  or  deformation,  is  called  strain. 
Tse  ratio  of  the  total  linear  deformation  to  the  original  length  is  called  the 
cxrr  strain,  or  relative  strain,  and  the  rate  of  distribution  of  the 
tan  over  the  area  is  called  the  unit  stress,  or  the  stress  intensity, 
&  »  P/A,  for  uniform  distribution.  The  greatest  unit  stress  to  which 
»  body  may  be  subjected  without  producing  a  permanent  deformation, 
«  six,  is  called  the  elastic  limit;  the  greatest  unit  stress  to  which  a 
Mf  can  be  subjected  is  called  the  ultimate  limit;  and  the  intensity  of 
at  which  the  body  breaks  is  called  the  rupture  limit;  these  in  ten- 
being  figured  in  terms  of  the  original  section  area.  For  most  materials 
last  two  limits  are  identical. 

idamental  Relations.  (1)  The  external  forces  and  internal  stresses 
on  any  part  of  a  material  body,  or  a  framed  structure,  form  a  balanced 
(2)  Within  the  elastic  limit,  the  ratio  of  the  unit  stress  to  the 
«*  strain  is  a  constant  called  the  modulus  of  elasticity  for  the  material. 
Tb  stress  may  act  in  any  direction  with  respect  to  the  area  over  which 
*  ■  distributed,  but  it  can  always  be  replaced  by  rectangular  componen' 
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respectively  normal  and  tangential  to  the  surface.  The  normal  component 
is  called  a  pure  tension,  or  a  pure  compression,  according  as  it  acta 

toward  or  away  from  the  surface, 
while  the  tangential  component  it 
called  a  pure  shearing  stress. 
Axial  Stresses  in  Trusses.  Ii 
the  usual  discussion  of  simple 
frameworks  or  trusses  it  is  as- 
sumed that  the  members  are  sub- 
jected only  to  axial  stresses,  thai 
the  members  are  pin-connected  al 
all  joints  and  that  the  loads  anc 
reactions  are  applied  at  the  joints 
In  order  to  solve  for  the  unknowi 
reactions  and  member  stresses  ii 
any  truss,  it  is  simply  necessan 
to  see  that  the  external  loads  anc 
reactions  form  a  balanced  system 
usually  parallel,  that  the  externa 
forces  and  the  stresses  in  the  mem- 
bers acting,  at  any  joint,  form  i 
balanced  concurrent  system,  anc 
that  the  external  forces  and  the  stresses  in  the  members,  acting  on  any  por 
tion  of  the  truss,  form  a  balanced  nonconcurrent  system.  The  applicatdoi 
of  the  appropriate  conditions  of  equilibrium,  (see  Art.  8),  furnishes  a  solu- 
tion, either  algebraic  or  graphic,  for 
the  unknown  reactions  and  member 
stresses. 

Algebraic  Method.  In  Fig.  34,  for  the 
external  loads  and  reactions,  2  P  —  Ri  + 
ft  -  2000  -  4000  -  2000  =  0,  MG  =  48fli 
-  12  X  2000  -  24  X  4000  -  36  X  2000 
«  0,  giving  Ai  =  4000  lb  and  R*  =  4000  lb. 
In  Fig.  35,  for  the  concurrent  system  at  **i 
the  first  joint,  since  sin  a  =  4/5  and  cos 
a  -  3/5,  SPy=  4000  -  (4/5)Si  -  0  gives 
Si  -  5000  lb,  XPX  -  Si  -  (3/5)Si  -  0 
gives  St  =  3000  lb.  In  Fig.  36  for  the 
nonconcurrent  system  which  holds  the 
triangle  ABC  in  equilibrium,  Md  ■»  24  X 
4000  -  12  X  2000-  16S«.=  0,  St  =  4500 
lb.  Mb  «  12  X  4000  -  I6S4  =  0,  S4  - 
30001b.  XPy  =  4000  -2000  -  (4/5)S«  = 
0,  Si  =  2500  lb.  The  stress  in  the  first 
vertical  is  obviously  2000  lb,  and  in  the 
second  vertical  it  is  zero.  The  moment 
equations  should  be  written  with  respect 
to  the  points  where  the  action  lines  of  any 
two  unknown  stresses  intersect.  If  it  is 
not  possible  to  tell  by  inspection  whether 
the  action  of  any  member,  at  a  joint,  is  a 

push  or  a  pull,  the  corresponding  stress  in  the  member  being  compression  or  tension 
assume  it  to  be  positive.  If  the  solution  gives  a  negative  value,  the  assumption  mus 
be  revised.    The  stresses  Si  and  St  are  compression,  the  others  are  tension. 

Graphic  Method.    In  order  to  find  the  unknown  reactions  and  member  stress* 
the  eiven  truss,  loaded  as  shown  in  Fig.  26,  it  is  first  necessary  to  letter  the  trus* 
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a  letter  to  each  space  enclosed  by  the  action  Hnes  of  the  external  forces  or  the 
Then  draw  the  force  polygon,  BCDE,  for  the  external  loads,  select 
tessTRijpfLt  pole  O.  and  draw  the  rays  ob,  oe,  od  and  oe  (see  Fig.  38).  Starting  on 
Ss  «e  Fig.  37),  run  in  the  string  polygon  to  Ri,  and  draw  the  closing  string  oa.  In 
tar  force  polygon  the  corresponding  ray  may  now  be  drawn  to  determine  the  point  A, 
m&  that  EA  represents  the  magnitude  of  Hi,  and  AB,  the  magnitude  of  R%.  Then, 
bepemcg  at  either  end  of  the  truss,  draw  the  closed  force  polygons  for  the  concurrent 
of  forces  at  the  joints,  taken  in  order;  starting  in  each  case  with  the  forces 
that  are  known  in  magnitude.  The  kind  of  stress  is  determined  by  noting 
:at  direction  in  which  the  stress  acta  with  respect  to  the  joint  at  which  it  is  applied. 
For  example,  the  stress  polygon  for  the  middle  lower  joint  is  CDGHIJC,  the  direction 
of  these  forces  being  indicated  on  the  force  polygon.  If  these  are  imagined  to  be 
asciitd  at  the  joint,  in  their  respective  action  lines,  it  will  be  seen  that  they  act  away 
firaaa  the  joint,  indicating  that  these  members  are  all  in  tension.  Since  the  points 
fl  sad  i  are  coincident,  the  stress  in  the  middle  vertical  must  be  zero. 

Vertical  Shear,  with  respect  to  any  vertical  section  of  a  l>eam  or  truss, 
b  a  name  given  to  the  algebraic  sum  of  the  external  vertical  forces  to  the 
«eh  of  the  peel  ion,  upward  forces  being  con- 
<*lered  positive.  A  similar  summation  to 
the  right  of  the  section  will  have  the  same 
Lomerical  value  but  the  opposite  algebraic 
4JEQ.  The  vertical  shear,  for  any  beam  or 
trow,  may  lx»  graphically  represented  by  the 
fftiinatea  of  the  shear  curve,  the  corre- 
sponding alwijwas  being  the  distances  of  the 
«ertioas  from  the  end  of  the  span.  A  typi- 
cal wbar  diagram  is  shown  in  Fig.  39a. 

Bending  Moment,  with  respect  to  any  sec- 

*■-.  a,  is  a  name  given  to  the  algebraic  sum 

*'  the  moments  of  the  forces  to  the  left  of  the 

v^tjon,  written  with  respect  to  an  axis  at  the 

♦Miua,  clockwise  moments  being  considered 

;** --strive.     A  similar  summation  to  the  right 

■'  the  section  will  have  the  same  numerical 

••iije  but  the  opposite  algebraic  sign.     The 

eb'lmg   moment    at    any    section    may    be 

snuhkidly  represented  by  the  corresponding 

Hraste  of  the  moment  curve.     A  typical 

*omevt  diagram  is  shown  in  Fig.  39b.     It 

«fc'i*ild  he  carefully  noted  that  the  vortical  shear  is  always  zero  for  any 
bpckju  with  respect  to  which  the  bending  moment  is  maximum. 

Influence  Lines,  for  shear  or  moment,  are  graphical  representations 
of  »he  change  in  the  vertical  shear  or  the  bending  moment  at  any  section, 
ftvlijred  by  a  unit  load  placed  at  that  section,  the  ordinates  of  the  line 
representing  the  change;  the  abscissas  being,  in  each  case,  the  distance 
<-i  the  section  from  the  end  of  the  span.     See  Figs.  39c  and  Fig.  39 d. 

Stresses  in  Beams  The  tension  or  the  compression  component  of  the 
txurul  stress  intensity  in  any  fiber  of  a  loaded  beam  varies  directly  with 
t*f  distance  from  a  horizontal  sheet  of  fibers,  called  the  neutral  surface, 
vkirh  is  neither  stressed  nor  strained.  This  neutral  surface  intersects  the 
imical  section  in  a  line,  called  the  neutral  axis,  which  passes  thru  the 
•Hiter  of  gravity  of  the  section.  The  component  shear  intensity  is  usually 
to  be  constant  over  the  vertical  section  and  equal  to  the  vertical 
divided  by  the  area  of  the  section,  Ss  -  V/A.  The  actual  inten- 
sity *Jf  the  horizontal  or  vertical  shearing  stress  in  a  beam,  along  any  line 
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parallel  to  a  neutral  axis,  is  given  by  the  formula,  Ss  —  -77-  At%  where  V  : 

lb 

the  vertical  ahear  for  the  section,  I  is  the  moment  of  inertia  of  the  sectio 

area  with  respect  to  the  neutral  axis,  &  is  the  width  of  the  section  at  tfa 

line  in  question,  A  is  the  section  area  above  the  line,  and  i  is  the  distanc 

of  the  center  of  gravity  of  this  area  from  the  neutral  axis  of  the  sectioz 

The  total  moment  of  the  stress  on  any  section,  with  respect  to  the  neutn 

axis,  is  given  by  SI/c,  and  is  always  equal  to  the  bending  moment  for  th 

section.     The  maximum  intensity  of  the  tensile  or  compressive  stress  in  th 

beam  is  found  in  the  outer  fiber  at  the  section  where  the  bending  momen 

is  maximum.     This  maximum  unit  stress,  S,  and  the  maximum  deflect iot 

Pic  PI* 

/,  are  given  by  the  formulas,  5  «  a  —  and  /  =  0  — ,  where  P  is  the  whol 

1  tjl 

load,  P  *=  wl  for  a  uniformly  distributed  load,  I  is  the  whole  length,  /  i 
the  moment  of  inertia  of  the  section  area  with  respect  to  the  neutral  axis 
c  the  distance  of  the  section  fiber  from  the  neutral  surface  and  E  is  the  modu 
lus  of  elasticity  of  the  material.  The  values  of  a  and  0  for  the  simpl 
types  of  beams  and  loadings  are  given  in  the  following  table,  where  k  i 
a  fraction,  such  that  kl  represents  the  distance  of  a  concentrated  load  fror 
the  left  support,  or  from  the  free  end  of  a  cantilever. 


Beam 


Fixed      at      one      end, 
cantilever 

Supported  at  both  ends. . 

Right     end     fixed,     left 
supported 

Fixed  at  both  ends 


Load 


Concentrated 
Distributed          ^_ 
Concentrated,  fc  >  H 
Distributed 
Concentrated,*  =  H 
Distributed 
Concentrated,  k  —  \$ 
*  Distributed 


1/2 

(1-*)* 
1/8 
3/16 
1/8 
1/8 
1/12 


0 


(2-3Jfe+fc*)/6 

1/8  - 

(l-*)(2*/B-*V8)*/3 

5/884 

0.0102 

0.0064 

1/192 

1/384 


The  maximum  unit  stress,  or  deflection,  at  any  section,  due  to  a  system  o 
loads,  is  simply  the  sum  of  the  effects  produced,  at  that  section,  by  thi 
separate  loadings;  but,  since  each  load  may  produce  its  maximum  effect  at  1 
different  section,  the  determination  of  the  absolute  maximums  for  the  bean 
is  frequently  a  complicated  problem. 

Stresses  in  Round  Shafts.  When  a  round  shaft  is  subjected  to  a  twisting 
action,  shearing  stresses  are  induced  on  every  cross-section,  and  the  inten- 
sity of  this  shearing  stress  is  proportional  to  the  distance  from  the  axis  of  the 
shaft.  The  total  moment  of  the  stress  on  any  section,  with  respect  to  the 
axis  of  the  shaft,  is  given  by  SJ/r,  and  is  equal  to  the  external  twisting 
moment.  The  maximum  unit  shearing  stress  and  the  total  angle  of  twist 
are  given  by  the  following  equations:  S  «  Mr /J  =  321  000  H/nd*  and  4>  =■ 
57.3  Ml/EsJ  =  3  610  000  Hl/nEgJ,  where  M  is  the  twisting  moment,  J  is  the 
polar  moment  of  inertia  of  the  cross-section  area,  lis  the  length  of  the  shaft,  4 
is  the  angle,  in  degrees,  thru  which  one  end  is  twisted  with  respect  to  the 
other,  r  is  the  radius  and  d  the  diameter  of  the  shaft,  Es  is  the  modulus  of  elas- 
ticity for  shearing,  H  is  the  horse-power  transmitted  by  the  shaft  and  n  is  the 
number  of  revolutions  it  makes  per  minute.  Since  Ss  and  Es  are  expressed 
in  pounds  per  square  inch,  all  the  linear  dimensions  must  be  taken  in  inches. 

Stresses  in  Columns.     If  a  short  block  is  subjected  to  an  axial  load,  the 

'«tion  between  the  load  and  the  unit  stress  induced  is  given  by  the  formula 
=  S,  but  when  the  length  becomes  so  great,  in  comparison  with  the 
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frc**-*ction.  that  the  stress  is  no  longer  pure  compression,  the  determination 
'A  tins  relation  is  neither  simple  nor  exact.  Three  general  types  of  column 
fcrmolas  have  been  derived  relating  to  the  load  P,  the  cross-section  area 
A.  xbe  length'  L  and  the  least  radius  of  gyration  k. 

Euleb's  Formula,  which  is  historically  the  first,  may  be  stated  in  general 
v»m  as  P.  A  =  fiE{k/l)2t  where  E  is  the  modulus  of  elasticity  and  ft  is  a 
"distant  depending  on  the  end  conditions  of  the  column.  The  formula  is 
•ut  exact,  except  for  very  long  and  slender  columns,  and  is  rarely  used. 
Smre  P  is  a  rupture  load,  it  must  be  divided  by  a  factor  of  safety. 

Ravkixe'b  Formula,  which  was  formerly  much  used,  is  generally  stated 
»  P'A  =  5/(1  +  ^  ('/*)*).  where  5  is  usually  taken  as  the  ultimate  unit 
compressive  stress  for  the  material  and  0  is  an  experimental  constant  depend- 
ent upon  the  material  and  the  end  conditions  of  the  column.  Either  P  or  S 
nmst  be  divided  by  a  factor  of  safety  to  give  the  safe  load. 

Straight  Lute  Formulas,  which  are  preferred  at  the  present  time,  are  of 
rbe  general  type   P/A  **  S  —  C(l/k),  and  were  suggested  by  a  study  of 
the  plotted  results  of  column  experiments,  in  connection  with  a  similar  plot 
of  Euk*r's  equation.     The  locus  of  the  experimental  points  was  observed  to 
Appnjxiinate  much  more  closely  to  a  straight  line  tangent  to  the  Euler  curve, 
than  to  the  curve  itself,  and  the  equation  of  such  a  straight  line  was  adopted 
3»  a  column   formula.     The  values  of  the  experimental  constants  S  and 
0  are  usually  prescribed  by  the  specifications  for  any  particular  condition. 
rmaact  Stresses.     In  all  the  preceding  discussion   of   stresses,  it  was 
slimed  that  the  load  was  gradually  applied  so  that  the  stress  increased 
XEuformly  to  its  maximum  value,  and  such  stresses  are  called  dead  load, 
or  static  stresses.     The  same  load,  if  applied  suddenly,  or  with  a  velocity, 
a-  by  a  blow,  or  even  in  a  finite  short  time,  as  with  a  rolling  load,  will  pro- 
duce impact  stresses  which  are  greatly  in  excess  of  the  static  stresses.     The 
s»re»es  due  to  the  live  load  on  a  truss  are  usually  figured  by  the  method 
outlined  in  a  preceding  paragraph,  for  dead  load  stresses,  and  then  multiplied 
by  an  impact  factor  of  the  form  (1  -ft),  where  i  has  some  value  between  zero 
sad  one.  dependent  on  the  velocity  of  the  moving  load  and  other  practical  con- 
•nierations.      For  the  value  of  this  impact  factor,  consult  specifications.     In 
tee  designing  of  trusses  this  impact  effect  may  be  taken  into  account  by  assum- 
es a.  much  lower  allowable  unit  stress  for  live  load  than  for  dead  load  stresses. 
fangse.     The  word  fatigue  is  used  to  describe  the  loss  of  molecular 
ffreurth,  or  the  impairment  of  the  elastic  properties,  of  a  material  by  reason 
d  the  rapid  or  frequent  variation  of  the  intensity  of  stress  to  which  it  is 
*  injected.     The  rupture  limit  is  assumed  to  be  the  unit  stress  which  would 
rupture  the  material  at  one  application,  but  experiments  show  that  rup- 
ture may  be  produced  by  a  unit  stress  considerably  below  this  value  if 
tppiied  a  great  number  of  times,  and  the  greater  the  range  between  the 
""VTMifn  and  minimum  stresses,  especially  if  the  change  is  from  tension  to 
"ompression,  the  less  the  value  of  the  maximum  stress  required  to  produce 
nurture.     In  the  designing  of  members  subjected  to  varying  stresses,  this 
«3tct  may  be  taken  into  account,  either  by  lowering  the  allowable  unit  stress 
nr  assuming  an  increment  to  the  load.     In  bridge  design  if  the  allowable  unit 
■treas  is  not  greater  than  half  the  elastic  limit,  the  question  of  fatigue  need 
as*  he  considered,  but  it  should  not  be  ignored  in  the  design  of  machine  parts 
«fckh  are  subjected  to  shock. 

1L    Kinetics 

raaammental  Rates.     The  time  rate  of  linear  displacement  of  a  point,  or 
•sf  macular   displacement  of   a  line,  is  called  velocity,  linear  or  angular. 
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and  the  time  rate  of  change  of  velocity  is  called  acceleration,  also  linen 
or  angular.  Expressed  in  symbolic  form,  v  =  ds/dt,  o>  =  dd/dt,,  a  —  dv/t 
and  a  —  cUo/dt.  The  integration  of  these  differential  relations,  be  twee 
limits  determined  by  initial  and  final  conditions,  will  givo  the  followin 
important  finite  relations,  for  the  special  case  of  a  and  a  constant: 
v  =   vq  +  at  v*  —   t?o2  =  2a8  8  =  vqL  +  \$at* 

(0  =  wo  +  at  w*  =  a*1  +  2a0  6  =  W  +  xA*t>* 

where  v0,  or  co0,  is  the  value  of  the  velocity  when  t  and  «,  or  6,  are  simui 
taneously  zero.  Since  any  point  in  a  rotating  line  moves  thru  a  lines 
arc,  ds  =  r  d&,  while  the  line  turns  thru  the  angle  d$,  it  follows  that  ds/c 
=  r  dd/dt,  that  is  f  =  r«,  and  also  a  =  ra,  are  the  fundamental  relation 
between  the  angular  motion  of  a  line  and  the  linear  motion  of  any  point  i 
it,  r  being  the  distance  of  the  point  in  question  from  the  instantaneou 
center  of  rotation. 

Motion  of  a  Particle.  The  fundamental  law  of  motion  states  that,  i 
a  particle  is  acted  upon  by  any  concurrent  system  of  forces,  an  acceleratio 
is  produced,  in  the  direction  of  the  resultant  force,  directly  proportions 
to  its  magnitude,  and  inversely  proportional  to  the  mass  of  the  particU 
Stated  in  symbols,  a  =  R/m.  If  R  =0,  then  a  =0,  and  the  particle  is  at  rest  c 
moving  in  a  straight  line  with  a  constant  velocity.  Such  a  motion  is  calle 
uniform.  If  R  is  constant,  them  a  is  constant,  and  if  the  particle  wa 
initially  at  rest  or  moving  in  the  direction  of  the  resultant  force,  the  motio 
will  be  uniformly  accelerated,  rectilinear  motion,  to  which  the  rela 
tions,  derived  in  the  preceding  paragraph  may  be  applied.  If  the  resultao 
force  is  not  in  the  direction  of  the  initial  velocity,  or  if  its  direction  change 
with  time,  the  resulting  motion  will  be  curvilinear,  and  the  resultant  fore 
will  have  a  central  component,  normal  to  the  path,  which  is  always  equi 
to  mv2/r,  and  a  tangential  component  equal  to  mat,  where  v  is  the  pat 
velocity,  at  is  its  acceleration,  and  r  is  the  radius  of  curvature  of  the  pat! 
The  resistance  which  the  particle  offers  to  the  action  of  this  central  compc 
nent  is  commonly  called  the  centrifugal  force  of  the  particle. 

Motion  of  a  Body.  By  the  methods  outlined  in  Art.  S,  any  system  < 
forces  acting  on  a  body  may  be  reduced  to  a  single  force,  or  to  a  coupL 
or  to  a  force  and  a  couple;  and  it  should  be  noted  that  a  single  force  actio 
at  any  point  in  a  body  is  equivalent  to  an  equal,  parallel  force  at  the  centc 
of  gravity  and  a  couple,  whose  moment  is  the  product  of  the  force  and  th 
perpendicular  distance  from  the  center  of  gravity  to  its  action  line.  ] 
the  body  is  initially  at  rest,  the  resulting  motion  will  be  a  plane  motio 
except  when  the  force  and  the  couple  act  in  different  planes.  Any  plat 
motion  may  be  treated  as  a  rotation  about  any  axis  perpendicular  to  ti 
plane  combined  with  a  translations!  motion  of  that  axis,  or  it  is  instanti 
neously  a  motion  of  pure  rotation  with  respect  to  a  particular  axis  calle 
the    instantaneous   axis.     The    equations    of    any   plane    motion     ar< 

2PX  —  max  —  oiym  —  ta-xm 
XPy  =  may  +  a*"*  —  w2|/m 
Mz  =     al  —  aym. 
where  2PX  and  2Py  are  the  sums  of  the  external  force  components  paraJl 
to  the  respective  axes,  MM  is  the  external  force  moment  with  respect  to  tl 
Z  axis,  a  is  the  resulting  linear  acceleration  of  the  axis  of  rotation,  clx  an 
Oy  are  its  axial  components,  a  is  the  angular  acceleration  and  u>  the  anguh 
velocity  of  the  body.     The  Z  axis  must  coincide  with  the  axis  of  rotatioi 
the  XY  plane  must  be  a  plane  of  symmetry  for  the  body,  and  J  is  the  rnai 
moment  of  inertia  of  the  body  with  respect  to  the  axis  of  rotation.      If  tl 
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*xii>  of  coordinates  is  taken  at  the  center  of  gravity  of  the  body,  then 
7  Uii  ~j  are  zero;  and  if  the  axis  of  rotation  is  fixed,  or  moving  with  a  constant 
trinity  in  a  right  line,  a  is  also  zero,  so.  that  these  equations  may  be  much 
sipped  for  most  problems.  The  following  important  special  cases  deserve 
particular  attention. 

Case  L  Pare  Translation.  If  the  resultant  of  the  external  system  is  a  single  force 
c  u*  enter  of  gravity,  the  body  has  a  motion  of  pure  translation  with  a  linear  accelera- 
osa,  ■  «  £  n,  which  is  the  same  for  all  particles.  If  a  is  constant,  the  linear  rela- 
tions, derived  in  the  first  paragraph  of  this  article,  may  be  directly  applied,  and  the 
■atfoution  of  R/m  far  a  in  the  first  two  will  give,  mo  —  mvo  =  Rt  and  J^ma*  — 
'^V  -  fit  or,  change  in  linsak  momentum  is  equal  to  impulse  and  change  in 
owrr  bkebgy  of  translation  is  equal  to  work,  these  being  the  accepted  names  for  the 
nhied  products,  taken  in  order.  Work  is  exactly  defined  as  the  product  of  a  force 
■ad  the  distance  its  point  of  application  moves  in  the  direction  of  the  force,  while 
enrnr  energy  represents  stored  work*  or  the  ability  to  do  work  by  virtue  of  motion. 

Case  i.  Pure  Rotation.  If  the  resultant  of  the  external  force  system  is  a  couple, 
tfar  body  will  have  a  motion  of  pure  rotation  about  an  axis  thru  the  center  of  gravity 
or  about  one  fixed  axis,  with  an  angular  acceleration,  a  —  M%ll.  If  a  is  constant, 
the  aagolar  relations,  derived  in  the  first  paragraph  of  this  article,  are  directly  appli- 
ah*.  aad  the  substituion  of  M%fl  for  a  in  the  first  two  will  give,  Ico  -  /<*>  =  Md  and 
V*  -  lil<*r  -  MzV  or,  change  in  angular  momentum  is  equal  to  the  impulse 
wmwT.  and  change  in  kinetic  energy  of  rotation  is  equal  to  the  work  done  in  rota- 
tion, these  being  the  accepted  names  for  the  related  products,  taken  in  order. 

Case  S.  Pare  Rolling  If  the  external  force  system  reduces  to  a  force  at  the  center 
•f  fravity  and  a  couple,  such  that  a  *  ra,  the  body  having  a  circular  cross-section 
af  radius  r.  the  resulting  motion  is  pure  rolling,  for  which  the  total  kinetic  energy  is 
«pan  to  4m*5  +  \-iIufi.  If  the  body  is  rolling  down  an  incline  under  the  action  of 
farm*,  then  a  =  g  sin  «>/(l  +  £2/r*),  where  g  is  the  acceleration  due  to  gravity,  k 
s  tat  radius  of  gyration  of  the  rolling  mass,  and  <A  is  the  angle  which  the  incline  makes 
•aatsc  horizontal. 

Power  is  defined  as  the  time  rate  at  which  a  force  is  doing  work,  and  is 
ttprwentod  by  dW/dt  or  by  Pvt  where  W  is  the  work,  P  is  the  force  and  v 
» the  velocity  of  its  point  of  application.  It  is  measured  in  terms  of  ineh- 
p'ttods,  foot-pounds,  inch-tons,  foot-tons  or  horse-power,  where  one 
Uiisb-power  is  the  equivalent  of  550  ft-lb  per  sec,  or  33  000  ft-lb  per  min. 

Iaaact.     When  a  force  is  suddenly  applied,  the  action  is  called  an  impact 

*  a  buiw.     If  the  impact  is  produced  by  one  moving  body  striking  another, 

*  interchange  of  velocity  takes  place  and  some  kinetic  energy  is  lost, 
Ut  the  total  momentum  of  the  system  is  unchanged.  If  the  centers  of 
Pint?  are  moving  in  the  same  direction  and  in  the  same  straight  line, 
**i  if  the  surfaces  of  contact  are  perpendicular  to  this  line,  the  velocities 
*?*w  impact  and  the  kinetic  energy  loss  are  given  by, 

r/  —  n  +  (1  +  e)  mt(vt  —  ri)/(mi  -f  mi) 
v/  —  rt  —  (1  +  «)  Wi(n  —  v\)/{m\  -f  *»*) 
lost  k.  e.  =  V£  mimt(l  —  e*)(r«  —  m)V(mi  +  mt) 
*****  ?i  and  ri  arc  the  velocities  of  the  masses  mi  and  m«  before  impact, 
V  *vJ  r«'  arc  the  corresponding  velocities  after  impact  and  e  is  an  elastic 
"**taiit  whose  value  is  aero  for  inelastic  bodies,  one  for  perfectly  elastic 
Mimt  and  some  intermediate  value  for  partially  elastic  bodies. 

STRUCTURAL  MATERIALS 
12.    Cement 

Kiada.  From  an  engineering  standpoint,  cements  may  be  divided  into 
frtruxD,  natural  and  PtnzoLAN.  Common  lime  and  hydraulic  lime  may 
•to be  included,  but  as  materials  of  construction  for  the  highway  engineer  are 
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of  secondary  importance.  Common  lime  requires  air  in  which  to  harde 
while  the  other  kinds  are  hydraulic,  that  Is,  they  will  harden  under  wate 
Altho  natural  and  Pussolan  cements  are  much  cheaper  than  Portland,  tJ 
latter  is  used  in  most  engineering  construction  on  account  of  its  more  unifor 
properties  of  strength  and  soundness  which  give  more  confidence  in  i 
durability.  Portland  cement  can  also  be  mixed  with  larger  proportioi 
of  sand  and  gravel,  which  tends  to  equalize  the  cheapness  of  the  other  kin< 
and  to  make  the  final  results  economical.  Natural  cement  is  sometim 
used  in  the  less  important  work  where  little  strength  is  required,  such  : 
mass  concrete,  foundations  for  street  pavements,  and  footings  where  it 
desired  to  increase  the  bearing  power  of  the  soil. 

Portland  Cement  is  the  product  of  calcination  to  incipient   fusion 
argillaceous  and  calcareous  materials.     The  raw  material  consists  chief 
of  calcium  carbonate  and  silicate  of  alumina,  proportioned  according 
their  chemical  composition.     They  must  be  ground  to  a  powder  and  mi* 
before  burning,  after  which  the  resulting  clinker  must  be  finely  grow 
according  to  standard  specifications. 

Natural  Cement  is  the  product   of   calcination,  at  a  comparatively  lc 
temperature  of  a  natural  argillaceous  limestone.     The  rock  is  broken 
small  pieces  and  burned  in  a  kiln,  after  which  grinding  takes  place,  tl 
resulting  powder  being  less  fine  than  Portland. 

Puzzolan  Cement  was  formerly  of  volcanic  origin,  and  was  probably  tl 
first  hydraulic  cement  used  by  man.  In  recent  years  this  name  has  be* 
given  to  a  cement  made  by  grinding  together  granulated  blast  furnace  si; 
and  powdered  slacked  lime,  without  calcination. 

Common  Lime  is  obtained  by  the  calcination  of  a  limestone   which 
nearly  pure  carbonate  of  lime.     It  will  not  set  under  water  and  -will  sla 
on  the  addition  of  water. 

Hydraulic  Lime  is  obtained  from  limestone  which  has  from  10  to  20 
of  silica  and  alumina  and  differs  from  common  lime  in  that  it  will  set  und 
water.     It  is  not  used  in  the  United  States. 

Typical  Analyses  of  cements,  as  given  by  Taylor  and  Thompson  (54),  i 
shown  in  Table  III. 

Table  III. — Typical  Percentage  Analyses  of  Cements 


Silica{SiOi 

Alumina,  AlsOa. 

Iron  oxide,  FeiOs 

Calcium    oxide, 
CaO 

Magnesian  oxide, 
MgO 

Sulphuric  acid, 
SOi 

Loss  on  ignition . 

Other  constitu- 
ents   


Portland 
Cement 


Lehigh 
Valley 
Mixed 
Rock 


21.31 
6.89 
2.53 

62.89 

2.64 

1.34 
1.39 

0.75 


West- 
ern 
Marl 
and 
Clay 


21.93 
5.98 
2.35 

62.92 

1.10 

1.54 
2.91 


Natural 
Cement 


East- 
ern 
Rosen- 
dale 


18.38 
1 15.20 

35.84 

14.02 

0.93 
3.73 

11.46 


West- 
ern 

Louis- 
ville 


20.42 
4.76 
3.40 

46.64 

12.00 

2.57 
6.75 

3.74 


Puzzo- 
lan 
Ce- 
ment 


28.95 

11.40 

0.54 

50.29 

2.96 

1.37 
3.39 

0.30 


Hy- 
draulic 

Limb, 
LeTiel 


21.70 
3.19 
0.66 

60.70 

0.85 

0.60 
12.20 

0.10 


Common 


LJme 


1.03 
}  1.27 

97.02 
0.68 


Mmi 

nesu 

Lira 


1.1 
0.« 
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The  Manufacture  of  Portland  Cement  consists  of  obtaining  the  raw 
uteris!  as  it  exists  in  nature  and  properly  combining  it  according  to  its 
aemic&l  composition,  crushing  and  grinding  the  mixture,  after  which  it 
i  calcined,  cooled,  ground  to  powder  and  packed.  The  raw  materials  in 
oast  common  use  include  limestone,  argillaceous  limestones,  cement  rocks 
ad  marl,  and  all  contain  what  is  known  as  the  lime  limit.  To  all  of  these 
s?tpt  the  cement  rocks,  clay  or  shale  must  be  mixed  to  produce  the 
irzDlsceous  requirement.  It  is  necessary  to  add  lime  to  the  cement  rocks 
a  order  to  bring  the  material  up  to  the  proper  lime  limit.  The  materials 
aay  be  mixed  dry  or  wet,  usually  depending  upon  the  ingredients  used. 
Fur  burning,  stationary  and  rotary  kilns  are  in  use,  the  latter  being  the 
Eaore  modern. 

The  Methods  for  Testing  Cement  to  see  that  it  conforms  to  specifications 
are  usually  those  adopted  by  the  Am.  Soc.  C.  E.  (62a)  and  by  the  Am.  Soc. 
Test.  Mat,  In  all  work  of  any  magnitude,  the  cement  used  should  be 
tested.  Where  only  a  limited  amount  of  cement  is  used,  a  standard  brand 
saay  be  taken  without  testing,  or  only  a  part  of  the  tests  made;  such  as 
the  tests  for  soundness  and  time  of  setting,  which  may  be  made  without 
much  equipment.  It  should  be  noted  that  tests  of  cement  are  relative 
and  not  absolute,  and  that  the  results  of  such  tests  differ  widely  in  the  hands 
of  different  operators,  especially  for  those  who  are  inexperienced  in  making 
them.  Negative  results  should  therefore  be  studied  with  care  and  checks 
applied  to  determine  their  reliability  before  rejecting  the  cement. 

Am.  Soc  Test.  Mat.  Standard  Specifications  and  Tests  for  Portland 
Canes*,  as  revised  in  1916  (63 1). 

"L  DtAesnenv.     Portland  cement  is   the  product  obtained  by  finely  pulverizing 
daacr  produced  by  calcining  to  incipient  fusion,  an  intimate  and  properly  propor- 
tioned mixture  of  argillaceous  and  calcareous  materials,  with  no  additions  subsequent 
toeakaaatkm  excepting  water  and  calcined  or  uncalcined  gypsum. 
"2.  Chemical  Properties.    The  following  limits  shall  not  be  exceeded: 

Loss  on  ignition,  percent. 4.00 

Insoluble  residue,  percent 0.85 

Sulphuric  anhydride,  SO*,  percent. 2.00 

Magnesia.  algO,  percent 5.00 

"a,  Physical  Properties.  The  specific  gravity  of  cement  ahall  be  not  lew  than 
110,  3j07  for  white  Portland  cement.  Should  the  test  of  cement  as  received  fall 
adow  tm»  requirement  a  second  test  may  be  made  upon  an  ignited  sample.  The 
ayuilh  gravity  test  will  not  be  made  unless  specifically  ordered. 

"4.  FuosMBss.  The  residue  on  a  standard  No.  200  sieve  shall  not  exceed  22% 
by  weight. 

"5.  SouMDtaBSS.    A  pat  of  neat  cement  shall  remain  firm  and  hard,  and  show  no 

■CM  «f  distortion,  cracking,  checking,  or  disintegration  in  the  steam  test  for  soundness. 

"4.  Tnts  of  Setting.    The  cement  shall  not  develop  initial  set  in  less  than  45 

ana  when  the  Vicat  needle  is  used  or  60  min  when  the  Gillmore  needle  is  used.    Final 

■K  shall  be  attained  within  10  hr. 

"7.  Tenblb  Stebmoth.  The  average  tensile  strength  in  pounds  per  square  inch 
of  eat  less  than  8  standard  mortar  briquettes  (see  Par.  51)  composed  of  1  part  cement 
sad  S  parts  standard  sand,  by  weight,  shall  be  equal  to  or  higher  than  the  following: 


Storage  of  Briquettes 


Tensile 
Strength, 
Lb  per  Sq  In 


1  day  in  moist  air,  6  days  in  water . 
1  day  in  moist  air,  27  days  in  water , 


200. 
800 
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"8.  The  avenge  tensile  strength  of  standard  mortar  at  28  days  shall  be  bight 
than  the  strength  at  7  days. 

"9.  Packages,  Marking  and  Storage.  The  cement  shall  be  delivered  in  suitabl 
bags  or  barrels  with  the  brand  and  name  of  the  manufacturer  plainly  marked  thereo 
unless  shipped  in  bulk.  A  bag  shall  contain  94  lb  net.  A  barrel  shall  contain  37 
lb  net. 

"10.  The  cement  shall  be  stored  in  such  a  manner  as  to  permit  easy  access  fc 
proper  inspection  and  identification  of  each  shipment,  and  in  a  suitable  weather-tigb 
building  which  will  protect  the  cement  from  dampness. 

"  11.  Inspection.  Every  facility  shall  be  provided  the  purchaser  for  careful  samplin 
and  inspection  at  either  the  mill  or  at  the  site  of  the  work,  as  may  be  specified  by  tfa 
purchaser.  At  least  10  days  from  the  time  of  sampling  shall  be  allowed  for  the  con 
pletion  of  the  7-day  test,  and  at  least  31  days  shall  be  allowed  for  the  completion  < 
the  28-day  test.  The  cement  shall  be  tested  in  accordance  with  the  methods  hereix 
after  prescribed.     The  28-day  test  shall  be  waived  only  when  specifically  orderec 

"  12.  Rejection.  The  cement  may  be  rejected  if  it  fails  to  meet  any  of  the  requin 
ments  of  these  specifications. 

"  13.  Cement  shall  not  be  rejected  on  account  of  failure  to  meet  the  fineness  requin 
ment  if  upon  retest  after  drying  at  100°  C  (212°  F)  for  1  hr  it  meets  this  requiremen 

"  14.  Cement  failing  to  meet  the  test  for  soundness  in  steam  may  be  accepted  if  i 
passes  a  retest  using  a  new  sample  at  any  time  within  28  days  thereafter. 

"15.  Packages  varying  more  than  5%  from  the  specified  weight  may  be  rejectee 
and  if  the.  average  weight  of  packages  in  any  shipment,  as  shown  by  weighing  I 
packages  taken  at  random,  is  less  than  that  specified,  the  entire  shipment  may  1 
rejected. 

"16.  Tests.,  Number  of  Samples.  Tests  may  be  made  on  individual  or  compoai 
samples  as  may  be  ordered.     Each  test  sample  should  weigh  at  least  8  lb. 

"17.  a.  Individual  Sample.  If  sampled  in  cars  one  test  sample  shall  be  tak< 
from  each  60  bbl  or  fraction  thereof.  If  sampled  in  bins  one  sample  shall  be  tak* 
from  each  100  bbl. 

b.  Composite  Sample.  If  sampled  in  cars  one  sample  shall  be  taken  from  one  sai 
in  each  40  sacks,  or  1  bbl  in  each  10  bbl,  and  combined  to  form  one  test  sample.  If  sax 
pled  in  bins  or  warehouses  one  test  sample  shall  represent  not  more  than  200  bbl. 

"18.  Method  of  sampling.  Cement  may  be  sampled  at  the  mill  by  any  of  tl 
following  methods  that  may  be_  practicable,  as  ordered: 

a.  From  the  Conveyor  Delivering  to  the  Bin.  At  least  8  lb  of  cement  shall  be  talo 
from  approximately  each  100  bbl  passing  over  the  conveyor. 

b.  From  Filled  Bine  by  Means  of  Proper  Sampling  Tubes.  Tubes  inserted  vertical 
may  be  used  for  sampling  cement  to  a  maximum  depth  of  10  ft.  Tubes  inserti 
horizontally  may  be  used  where  the  construction  of  the  bin  permits.  Samples  shi 
be  taken  from  points  well  distributed  over  the  face  of  the  bin. 

e.  From  Filled  Bins  at  Points  of  Discharge.    Sufficient  cement  shall  be  drawn  fro 
the  discharge  openings  to  obtain  samples  representative  of  the  cement  contained 
the  bin,  as  determined  by  the  appearance  at  the  discharge  openings  of  indicators  pMac 
on  the  surface  of  the  cement  directly  above  these  openings  before  drawing  of  t 
cement  is  started. 

"  19.  Treatment  op  Sample.  Samples  preferably  shall  be  shipped  and  stored 
air-tight  containers.  Samples  shall  be  passed  thru  a  20-mesh  sieve  in  order  to  thort 
mix  the  sample,  break  up  lumps  and  remove  foreign  materials. 

"20.  Chemical  Analysis.  Loss  on  Ignition.  One  gram  of  cement  shall  be  heat 
in  a  weighed  covered  platinum  crucible,  of  20  to  25-cc  capacity,  as  follows,  u» 
either  method  (a)  or  (6)  as  ordered: 

a.  The  crucible  shall  be  placed  in  a  hole  in  an  asbestos  board,  clamped  horizontal 
so  that  about  3/5  of  the  crucible  projects  below,  and  blasted  at  a  full  red  heat  1 
15  min  with  an  inclined  flame;  the  loss  in  weight  shall  be  checked  by  a  second  blasti 
for  5  min.  Care  shall  be  taken  to  wipe  off  particles  of  asbestos  that  may  adhere 
the  crucible  when  withdrawn  from  the  hole  in  the  board.  Greater  neatness  a 
shortening  of  the  time  of  heating  are  secured  by  making  a  hole  to  fit  the  crucible 
a  circular  disk  of  sheet  platinum  and  placing  this  disk  over  a  somewhat  larger  h< 
in  an  asbestos  board. 

6.  The  crucible  shall  be  placed  in  a  muffle  at  any  temperature  between  900°  a 


In.  12  Cement  61 

*V  C  (1652°  and  1832°  F)  far  15  min  and  the  Ion  in  weight  is  checked  by  a  second 
nftRf  far  5  rain. 

"il.  A  Permissible  Variation  of  0.25  will  be  allowed,  and  all  results  in  excess  of 
Omental  Emit  but  within  this  permissible  variation  shall  be  reported  as  4%. 

"ti.  iasotable  Res' due.  To  a  1-g  sample  of  cement  shall  be  added  10  cc  of  water 
s*l  S  or  of  concentrated  hydrochloric  acid;  the  liquid  shall  be  warmed  until  efler- 
■enacs  cesses.  The  solution  shall  be  diluted  to  50  cc  and  digested  on  a  steam  bath 
r  hot  plate  until  it  is  evident  that  decomposition  of  the  cement  is  complete.  The 
ssVJse  shall  be  filtered,  washed  with  cold  water,  and  the  filter  paper  and  contents 
Netted  B  about  30  oc  of  a  5%  solution  of  sodium  carbonate,  the  liquid  being 
i*i  at  a  temperature  just  short  of  boiling  for  15  min.  The  remaining  residue  is 
awed,  washed  with  cold  water,  then  with  a  few  drops  of  hot  hydrochloric  acid,  1  :  9, 
ad  fisafly  with  hot  water,  and  then  ignited  at  a  red  heat  and  weighed  as  the  insoluble 


~2L  A  Pbrmwrtbijb  Variation  of  0.15  will  be  allowed,  and  all  results  in  excess  of 
fe  specified  hmit  but  within  this  permissible  variation  shall  be  reported  as  0.85%. 

'24.  Satnfcuric  Anhydride.  One  gram  of  the  cement  is  dissolved  in  5  cc  of  con- 
sented hydrochloric  add  diluted  with  5  cc  of  water,  with  gentle  warming;  when 
ntotioo  m  complete  40  cc  of  water  are  added,  the  solution  is  filtered,  and  the  residue 
tuasd  thoroly  with  water.  The  solution. ia  diluted  to  250  cc,  heated  to  boiling  and 
•9  ee  of  a  hot  10'  c  solution  of  barium  chloride  shall  be  added  slowly,  drop  by  drop, 
*as  a  pipette  and  the  boiling  continued  until  the  precipitate  is  well  formed.  The 
cktioo  shall  be  digested  on  the  steam  bath  until  the  precipitate  has  settled.  The 
■mphate  shall  be  filtered,  washed,  and  the  paper  and  contents  placed  in  a  weighed 
teiam*  crucible  and  the  paper  slowly  charred  and  consumed  without  naming.  The 
arnoa  sulphate  shall  then  be  ignited  and  weighed.  The  weight  obtained  multiplied 
V  34J  gives  the  percentage  of  sulphuric  anhydride.  The  add  filtrate  obtained  in 
fee  extermination  of  the  insoluble  residue  may  be  used  for  the  estimation  of  sulphuric 
■fcydride  instead  of  using  a  separate  sample. 
"25.  Prkmissible  Variation.  A  permissible  variation  of  0.10  will  be  allowed, 
wi  sfl  results  ia  excess  of  the  specified  limit  but  within  this  permissible  variation 
*>B  be  reported  as  2%. 

~2&  Msgaetis,  To  0.5  g  of  the  cement  in  an  evaporating  dish  shall  be  added 
to  ee  of  water  to  prevent  lumping  and  then  10  cc  of  concentrated  hydrochloric  add. 
TW  hqmd  shall  be  gently  heated  and  agitated  until  attack  is  complete.  The  solution 
■*£  then  be  evaporated  to  complete  dryness  on  a  steam  or  water  bath.  To  hasten 
ftwjdtttaon  the  residue  may  be  heated  to  150°  C  (302°  F)  or  even  200°  C  (392°  F)  for 
S  *■  1  hr.  The  residue  shall  be  treated  with  10  cc  of  concentrated  hydrochloric  add 
Qa*ad  with  an  equal  amount  of  water.  The  dish  shall  be  covered  and  the  solution 
for  10  min  on  a  steam  bath  or  water  bath.  The  diluted  solution  shall  be 
and  the  separated  silica  washed  thoroly  with  water.*  Five  cubic  centimeters 
ted  hydrochloric  add  and  sufficient  bromine  water  to  precipitate  any 
which  may  be  present,  shall  be  added  to  the  nitrate,  about  250  cc  This 
alkaline  with  ammonium  hydroxide,  boiled  until  there  is  but  a  faint  odor 
and  the  predpitated  iron  and  aluminum  hydroxides,  after  settling,  shall 
with  hot  water,  once  by  decantation  and  slightly  on  the  filter.  Setting 
the  filtrate,  the  precipitate  shall  be  transferred  by  a  jet  of  hot  water  to  the  pre- 
ei  and  dissolved  in  10  cc  of  hot  hydrochloric  add.  The  paper  shall  be 
■carted  with  add,  the  solution  and  washings  being  added  to  the  main  solution. 
IWalusttiBUiu  and  iron  shall  then  be  repredpitated  at  boiling  heat  by  ammonium  hy- 
fcaode  and  bromine  water  in  a  volume  of  about  100  cc,  and  the  second  precipitate  shall 
*  »0eeted  and  washed  on  the  filter  used  in  the  first  instance  if  this  is  still  intact. 
T»  the  combined  nitrates  from  the  hydroxides  of  iron  and  aluminum,  reduced  in 
*ba*  if  need  be,  1  ee  of  ammonium  hydroxide  shall  be  added,  the  solution  brought 
fc-jnsssi.  25  ee  of  a  saturated  solution  of  boiling  ammonium  oxalate  added,  and  the 
fcass*x  continued  until  the  predpitated  caldum  oxalate  has  assumed  a  well-defined 
PRfiskr  form.  The  predpitate  after  1  hr  shall  be  filtered  and  washed,  then  with 
**  Cter  shall  be  placed  wet  in  a  platinum  crudble,  and  the  paper  burned  off  over  a 

*3ssc*  this  procedure  does  not  involve  the  determination  of  silica,  a  second  evapora- 
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■mall  flame  of  a  Bunaen  burner;  after  ignition  it  shall  be  redissolved  in  hydroehk 
acid  and  the  solution  diluted  to  100  cc.  Ammonia  shall  be  added  in  alight  era 
and  the  liquid  boiled.  The  lime  shall  then  be  repredpitated  by  ammonium  oxali 
allowed  to  stand  until  settled,  filtered  and  washed.  The  combined  filtrates  from 
caldum  precipitates  shall  be  acidified  with  hydrochloric  acid,  concentrated  on 
steam  bath  to  about  160  cc,  and  made  slightly  alkaline  with  ammonium  hydroxj 
boiled  and  filtered,  to  remove  a  little  aluminum  and  iron  and  perhaps  calcium.  Wl 
cool,  10  cc  of  saturated  solution  of  sodium-ammonium-hydrogen  phosphate  shall 
added  with  constant  stirring.  When  the  crystalline  ammonium-magneshim  ort 
phosphate  has  formed,  ammonia  shall  be  added  in  moderate  excess.  The  sohit 
shall  be  set  aside  for  several  hours  in  a  cool  place,  filtered  and  washed  with  water  o 
taming  2.5%  of  NHi.  The  precipitate  shall  be  dissolved  in  a  small  quantity  of  1 
hydrochloric  add,  the  solution  diluted  to  about  100  cc,  1  cc  of  a  saturated  solut 
of  sodium-ammoniura-hydrogen  phosphate  added,  and  ammonia  drop  by  drop,  w 
constant  stirring,  until  the  predpitate  is  again  formed  as  described  and  the  ammo 
is  in  moderate  excess.  The  predpitate  shall  then  be  allowed  to  stand  about  2 
filtered  and  washed  as  before.    The  paper  and  contents  shall  be  placed  in  a  weigl 

platinum  crucible,  the  paper  slowly  charred,  and  the 
suiting  carbon  carefully  burned  off.  The  predpitate  at 
then  be  ignited  to  constant  weight  over  a  Meker  burn 
or  a  blast  not  strong  enough  to  soften  or  melt  the  py 
phosphate.  The  weight  of  magnesium  pyrophoaphi 
obtained  multiplied  by  72.5  gives  the  percentage 
magnesia.  The  predpitate  so  obtained  always  conta 
some  caldum  and  usually  small  quantities  of  iron,ahii 
num.  and  manganese  as  phosphates. 

"27.  Permissible  Variation.  A  permissible  vmi 
tion  of  0.4  will  be  allowed,  and  all  results  in  excess 
the  specified  limit  but  within  this  permissible  variat 
shall  be  reported  as  5%. 

"28.  Determination  of  Specific  Gravity.   Apparat 

The  determination  of  specific  gravity  shall  be  made  w 

a  standardised  Le  Chatelier  apparatus  which  confoc 

to  the  requirements  illustrated  in  Fig.  40.    This  i 

paratuB  is  standardized  by  the  U.  S.  Bureau  of  Stai 

ards.     Kerosene  free  from  water,  or  benzine  not  ugh 

than  62°  B,  shall  be  used  in  making  this  determinati 

"29.  Method.    The  flask  shall  be  filled  with  eft] 

of  these  liquids  to  a  point  on  the  stem  between  a 

and  one  cubic  centimeter,  and  64  g  of  cement,  of  1 

same  temperature  as  the  liquid,  shall  be  slowly  int 

duced,  taking  care  that  the  cement  does  not  adhere 

the  inside  of  the  flask  above  the  liquid  and  to  free  i 

cement  from  air  by  rolling  the   flask  in  an  incHi 

position.    After  all  the  cement  is  introduced,  the  level  of  the  liquid  will  rise  to  so 

division  of  the  graduated  neck;  the  difference  between  readings  is  the  volume  < 

placed  by  64  g  of  the  cement. 


Fig.  40 


SPECIFIC  GRAVITY   - 


WEIGHT  OP  CEMENT,  g 
DISPLACED  VOLUME,  CC 


"80.  The  flask,  during  the  operation,  shall  be  kept  immersed  in  water  in 
avoid  variations  in  the  temperature  of  the  liquid  in  the  flask,  which  shall  not 
0°.5  C  (0°.9  F).    The  results  of  repeated  tests  should  agree  within  0.01. 

"31.  The  determination  of  specific  gravity  shall  be  made  on  the  cement  as  recefa 
if  it  falls  below  3.10,  a  second  determination  shall  be  made  after  igniting  the  aaaq 
as  described  in  (Par.  20) 

"32.    Determination  of  Fineness.    Apparatus.    Wire  doth  for  standard  sieves 


»*«•»  ••        «•■%  ■»  1 1  W^»        «*»*%< 
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"St.  A  standard  200-mesh  sieve  is  one  having  nominally  an  0.0029-in  opening  and 
N  wire*  par  in  standardised  by  the  U.  S.  Bureau  of  Standards,  and  conforming  to  the 
tents?  The  200-mesh  sieve  should  have  200  wires  per  in,  and  the 
of  wires  in  any  whole  inch  shall  not  be  outside  the  limits  of  192  to  208.  No 
hi  I  aim  adjacent  parallel  wires  shall  be  more  than  0.0050  in  in  width.  The 
of  the  wire  should  be  0.0021  in  and  the  average  diameter  shall  not  be  outside 
It  Bants  0.0019  to  0.0023  in.  The  value  of  the  sieve  as  determined  by  sieving  tests 
Beit  in  conformity  with  the  standard  specification  for  these  tests  on  a  standardized 
it  which  cives  a  residue  of  20  to  25%  on  the  200-mesh  sieve,  or  on  other  similarly 
shall  not  show  a  variation  of  more  than  1.5%  above  or  below  the 
itemed  at  the  Bureau  of  Standards. 
"M.  Method.  The  test  shall  be  made  with  50  g  of  cement.  The  sieve  shall  be 
ataay  dean  and  dry.  The  cement  shall  be  placed  on  the  200-mesh  sieve,  with  pan 
■si  cover  sttarhed.  if  desired,  and  shall  be  held  in  one  hand  in  a  slightly  inclined 
ssaasa  so  that  the  sample  wfll  be  well  distributed  over  the  sieve,  at  the  same  time 
assuy  strunmg  the  side  about  150  times  per  min  against  the  palm  of  the  other  hand 
si  Iht  ■nsrrohe  The  sieve  shall  be  turned  every  25  strokes  about  \i  of  a  revolution 
h  tht  same  direction.  The  operation  shall  continue  until  not  more  than  0.05  g  passes 
tan  is  1  ana  of  continuous  sieving.  The  fineness  shall  be  determined  from  the  weight 
sf  tht  residue  on  the  sieve  expressed  as  a  percentage  of  the  weight  of  the  original 


"t*.    Mechanical  sieving  devices  may  be  used,  but  the  cement  shall  not  be  rejected 
if  it  mama  the  flnenws  requirement  when  tested  by  the  hand  method. 

**S1  A  PnsnaBEBLX  Variation  of  1  wfll  be  allowed,  and  all  results  in  excess  of  the 
assises  haft  but  within  this  permissible  variation  shall  be  reported  as  22%. 

"37.  storing  Cement  Pastes  and  Mortars.  Method.  The  quantity  of  dry  material 
tobtsdasd  at  one  time  shall  not  exceed  1000  g  nor  be  less  than  500  g.  The  proportions 
d  esnsnt  or  cement  and  sand  shall  be  stated  by 
sdgfct  in  grams  of  the  dry  materials;  the  quantity 
d  •star  ahaO  be  €  inn  eat  id  in  cubic  centimeters, 
1 C  -  1  ce.  The  dry  materials  shall  be  weighed, 
a  non-absorbent  surface,  thoroly 
dry  if  sand  is  used,  and  a  crater  formed  in 
\  into  which  the  proper  percentage  of 
shall  be  poured;  the  material  on  the 
shall  be  turned  into  the  crater  by  the 
ad  sf  a  troweL  After  an  interval  of  H  min  for 
■a  absorption  of  the  water  the  operation  shall 
st  ocsapkted  by  continuous,  vigorous  mixing, 
sjBssnng  sad  kneading  with  the  hands  for  at 
sea  l  sain.*  During  the  operation  of  mixing, 
est  hssds  should  be  protected  by  rubber  gloves. 
*S&»  The  temperature  of  the  room  and  the 
shall  be  maintained  as  nearly  as 
at  21a  C  (70°  P). 
"».  Bonsai  Consistency.  Apparatus.  The 
Vent  apparatus  consists  of  a  frame  A  (Fig.  41) 

a  movable  rod  B,  weighing  800  g,  one  end  C  being  1  cm  in  diameter  for  a 
of  6  em,  the  other  having  a  removable  needle  D,  1  mm  in  diameter,  6  cm 
«sg-    The  rod  is  reversible,  and  can  be  held  in  any  desired  position  by  a  screw  E, 

the  ends  a  mark  F  which  moves  under  a  scale,  graduated  to 

attached  to  the  frame  A.    The  paste  is  held  in  a  conical,  hard-rubber 

C,  7  on  fat  diameter  at  the  base.  4  cm  high,  resting  on  a  glass  plate  H  about  10  cm 


Fig.  41. 


to  secure  uniformity  in  the  results  of  tests  for  the  time  of  setting  and 
the  manner  of  mixing  above  described  should  be  carefully  followed. 
1  mm  is  neesssary  to  obtain  the  desired  plasticity  which  is  not  appreciably 
by  contiBuing  the  mixing  for  several  minutes.    The  exact  time  necessary  is 
the  personal  equation  of  the  operator.    The  error  in  mixing  should 
the  side  of  over  mixing. 
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1  "40.  Method.  In  making  the  determination,  500  g  of  cement,  with  a  measure 
quantity  of  water,  shall  be  kneaded  into  a  paste,  as  described  in  (Par.  37),  and  quick 
formed  into  a  ball  with  the  hands,  completing  the  operation  by  tossing  it  six  tim 
from  one  hand  to  the  other,  maintained  about  6  in  apart;  the  ball  resting  in  the  pal 
of  one  hand  shall  be  pressed  into  the  larger  end  of  the  rubber  ring  held  in  the  oth 
hand,  completely  filling  the  ring  with  paste;  the  excess  at  the  larger  end  shall  thi 
be  removed  by  a  single  movement  of  the  palm  of  the  hand;  the  ring  shall  then  I 
placed  on  its  larger  end  on  a  glass  plate  and  the  excess  paste  at  the  smaller  end 
sliced  off  at  the  top  of  the  ring  by  a  single  oblique  stroke  of  a  trowel  held  at  a  ahg 
angle  with  the  top  of  the  ring.  During  these  operations  care  shall  be  taken  not 
compress  the  paste.  The  paste  confined  in  the  ring,  resting  on  the  plate,  shall  1 
placed  under  the  rod,  the  larger  end  of  which  shall  be  brought  in  contact  with  t 
surface  of  the  paste;  the  scale  shall  be  then  read,  and  the  rod  quickly  released.  T 
paste  shall  be  of  normal  consistency  when  the  rod  settles  to  a  point  10  mm  belt 
the  original  surface  in  H  min  after  being  released.  The  apparatus  shall  be  free  frc 
all  vibrations  during  the  test.  Trial  pastes  shall  be  made  with  varying  percentag 
of  water  until  the  normal  consistency  is  obtained.  The  amount  of  water  requir 
shall  be  expressed  in  percentage  by  weight  of  the  dry  cement. 

"41.  The  consistency  of  standard  mortar  shall  depend  on  the  amounf  of  wal 
required  to  produce  a  paste  of  normal  consistency  from  the  same  sample  of  cemei 
Having  determined  the  normal  consistency  of  the  sample,  the  consistency  of  star 
ard  mortar  made  from  the  same  sample  shall  be  as  indicated  in  Table  IV,  the  vali 
being  in  percentage  of  the  combined  dry  weights  of  the  cement  and  standard  sand. 

Table  IV. — Percentage  of  Water  for  Standard  Mortars 


Percentage  of  Water 

Percentage  of  Water 

Percentage  of  Water 

Percentage  of  Wat 

for  Neat  Cement 

for  One  Cement, 

for  Neat  Cement 

for  One  Cement, 

Passe  of  Normal 

Three  Standard 

Paste  of  Normal 

Three  Standard 

Consistency 

Ottawa  Sand 

Consistency 

Ottawa  Sand 

15 

9.0 

23 

10.3 

16 

9.2 

24 

10.5 

17 

9.3 

25 

10.7 

18 

9.5 

26 

10.8 

19 

9.7 

27 

11.0 

20 

9.8 

28 

11.2 

21 

10.0 

29 

11.3 

22 

10.2 

30 

11.6 

"42.  Determination  of  Soundness.'''  Apparatus.  A  steam  apparatus,  which  < 
be  maintained  at  a  temperature  between  98°  and  100°  C  (208°  and  212°  F),  or  i 
similar  to  that  shown  in  Fig.  42,  is  recommended.  The  capacity  of  this  appara 
may  be  increased  by  using  a  rack  for  holding  the  pats  in  a  vertical  or  inclined  positi 

"43.  Method.  A  pat  from  cement  paste  of  normal  consistency  about  3  in  in  i 
meter,  H  in  thick  at  the  center,  and  tapering  to  a  thin  edge,  shall  be  made  on  d 
glass  plates  about  4  in  square,  and  stored  in  moist  air  for  24  hr.  In  molding  the  ] 
the  cement  paste  shall  first  be  flattened  on  the  glass  and  the  pat  then  formed 
drawing  the  trowel  from  the  outer  edge  toward  the  center. 

"44.  The  pat  shall  then  be  placed  in  an  atmosphere .  of  steam  at  a  tempera! 
between  98°  and  100°  C  (208°  and  212°  F),  upon  a  suitable  support  1  in  above  boi 
water  for  5  hr. 

"45.  Should  the  pat  leave  the  plate,  distortion  may  be  detected  best  with  a  strai 
edge  applied  to  the  surface  which  was  in  contact  with  the  plate. 


*  Unsoundness  is  usually  manifested  by  change  in  volume  which  causes  distort 
cracking,  checking  or  disintegration.  Pats  improperly  made  or  exposed  to  drj 
may  develop  what  are  known  as  shrinkage  cracks  within  the  first  24  hr  and  are 
an  indication  of  unsoundness.  The  failure  of  the  pats  to  remain  on  the  glass  or 
cracking  of  the  glass  to  which  the  pats  are  attached  does  not  necessarily  indii 
unsoundness. 
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a*  Dsterawaataoa  of  Tim*  of  Setting.    The  following  are  alternate  methods, 
bar  of  which  may  be  used  as  ordered: 

"17.  Vkat  Apparatus.     The  time  of  Betting  shall  be  determined  with  the  Vicat 
dmeribed  in  (Par.  39).     See  Fig.  41. 


"H.  Vicat  Msraoo.     A  paste  of  normal  consistency  shall  be  molded  in  the  hard- 
nag  G  as  described  in  (Par.  40)  and  placed  under  the  rod  B,  the  smaller  end  of 
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•sch  ahall  then  be  carefully  brought  in  contact  with  the  surface  of  the  paste,  and  the 
■1  qmckiy  released.  The  initial  set  shall  be  said  to  have  occurred  when  the  needle 
sass  to  pass  a  point  5  mm  above  the  glass  plate  in  K  nun  after  being  released;  and 
he  nasi  set,  when  the  needle  does  not  sink  visibly  into  the  paste.  The  test  pieces 
sal  be  kept  in  moist  air  during  the  test.     This  may  be 

by  placing  them  on  a  rack  over  water 

»  pan   and  covered  by  a  damp  cloth, 
tact  with  them  by  means  of  a  wire  screen; 

*  tsey  suy  be  stored  in  a  moist  closet.    Care  shall  be 
to  keen  the  needle  clean,  as  the  collection  of 

of  the  needle  retards  the  penetra- 

t  on  the  point  may  mcrease  the  pene- 

The  time*  of  setting  is  affected  not  only  by 

and  temperature  of  the  water  used 

■d  tac  amount  of  kneading  the  paste  receives,  but 

y  tts  temperature  and  humidity  of  the  air,  and  Its 

fasrsnaation  is  therefore  only  approximate. 

"49.  GfLUfou  Apparatus.     The  time  of  setting 

ha  he  determined  by  the  Gillmore  needles.    The 

should  preferably  be  mounted  as 

"to.  GnxMomn  Method.  The  time  of  setting  shall 

*  erterauned  as  follows:    A  pat  of  neat  cement  paste 
*  m  in  diameter  and  H  in  in  thickness  with  a 

Fig.  43  (a),  mixed  to  a  normal  consist- 
m^'  *"5J?  k"*rt  m  mo*Bt  sir  at  a  temperature  maintained  as  nearly  as  practicable 
B<1*  C  CTw*  F).    The  cement  shall  be  considered  to  have  acquired  its  initial  set  when 
■»  *at  wiB  bear,  without  appreciable  indentation,  the  Gillmore  needle  Vis  in  in 


(A)OfLLMORE  NEEDLES. 

Fig.  48 
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Fig.  44 


diameter,  loaded  to  weigh  M  lb.  The  final  set  has  been  acquired  when  the  pat 
bear  without  appreciable  indentation,  the  Gillmore  needle  1/m  in  in  diameter,  la 
to  weigh  1  lb.  In  making  the  teat,  the  needles  shall  be  held  in  a  vertical  posil 
and  applied  lightly  to  the  surface  of  the  pat. 

"51.  Tension  Tests.  Form  op  Tbbt  Pibgb.  The  form  of  test  piece  show: 
Fig.  44  shall  be  used.  The  molds  shall  be  made  of  non-corroding  metal  and  I 
sufficient  material  in  the  sides  to  prevent  spreading  during  molding.     Gang  so 

when  used  shall  be  of  the  type  shown  in  Fig.  45.     W 
shall  be  wiped  with  an  oily  cloth  before  using. 

"52.  Standard  Sand.    The  sand  to  be  used 
be  natural  sand  from  Ottawa,  111.,  screened  to  j» 
20-mesh  sieve  and  retained  on  a  30-mesh  sieve, 
sand  may  be  obtained  from  the  Ottawa  Silica  Cc 
a  cost  of  2  cents  per  lb,  f.o.b.  cars,  Ottawa,  I1L 

"  53.  This  sand  having  passed  the  20-mesh  sieve 
be  considered  standard  when  not  more  than  5  g 
the  30-mesh  sieve  after  1  min  continuous  sieving 
600-g  sample. 

"54.  The  sieves  shall  conform  to  the  folio 
specifications: 

"The  20-mesh  sieve  shall  have  between  19.5 
20.5  wires  per  whole  inch  of  the  warp  wires  an< 
tween  19  and  21  wires  per  whole  inch  of  the  i 
wires.  The  diameter  of  the  wire  should  be  0.0K 
and  the  average  diameter  shall  not  be  outside  the  1 
of  0.0160  and  0.0170  in. 

"The  30-mesh  sieve  shall  have  between  29.5 
30.5  wires  per  whole  inch  of  the  warp  wires  and  bet 
28.5  and  31.5  wires  per  whole  inch  of  the  shoot  ^ 
The  diameter  of  the  wire  should  be  0.0110  in  anc 
average  diameter  shall  not  be  outside  the  limits  0, 
to  0.0115  in. 

"55.  Molding.  Immediately  after  mixing, 
standard  mortar  shall  be  placed  in  the  molds,  pr 
in  firmly  with  the  thumbs  and  smoothed  off  w 
trowel  without  ramming.  Additional  mortar  shall  be  heaped  above  the  mole 
smoothed  off  with  a  trowel;  the  trowel  shall  be  drawn  over  the  mold  in  si 
manner  as  to  exert  a  moderate  pressure  on  the  material.  The  mold  shall  the 
turned  over  and  the  operation  of  heaping,  thumbing  and  smoothing  off  repeatet 
"56.  Tbbting.  Tests  shall  be  made  with  any  standard  machine.  The  briqt 
shall  be  tested  as  soon  as  they  are  removed  from  the  water.  The  bearing  sui 
of  the  clips  and  briquettes  shall  be  free  from  grains  of  sand  or  dirt.  The  briqt 
shall  be  carefully  centered  and  the  load  applied  continuously  at  the  rate  of  600  1 
min. 

"57.  Testing  machines  should  be  frequently  calibrated  in  order  to  determine 
accuracy. 

"58.  Briquettes  that  are  manifestly  faulty,  or  which  give  strengths  differing; 
than  15%  from  the  average  value  of  all  test  pieces  broken  at  the  same  perio* 
made  from  the  same  sample,  shall  not  be  considered  in  determining  the  tensile  stre 
"59.  Storage  of  Test  Pieces.    Apparatus.    The  moist  closet  should  consist 
soapstone,  slate  or  concrete  box,  or  a  wooden  box  lined  with  metal.     If  a  w 
box  is  used,  the  interior  Bhould  be  covered  with  felt  or  broad  wicking  kept  wet. 
bottom  of  the  moist  closet  should  be  covered  with  water.    The  interior  of  the 
should  be  provided  with  non-absorbent  shelves  on  which  to  place  the  test  piece 
shelves  being  so  arranged  that  they  may  be  withdrawn  readily. 

"60.  Methods.  Unless  otherwise  specified  all  test  pieces,  immediately  after  : 
ing,  shall  be  placed  in  the  moist  closet  for  from  20  to  24  hr. 

"61.  The  briquettes  shall  be  kept  in  molds  on  glass  plates  in  the  moist  doe 
at  least  20  hr.     After  24  hr  in  moist  air  the  briquettes  shall  be  immersed  in 
water  in  storage  tanks  of  non-corroding  material. 

"  62.  The  sir  and  water  shall  be  maintained  as  nearly  as  practicable  at  21°  C  (70 
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tja,  8oc  Teat.  Mat.  Standard  Specifications  for  natural  Cement  as 
fed  in  1909  (63  m). 

"I  n«fci>i**  Natural  cement  is  the  finely  pulverized  product  resulting  from 
sdoaaaon  of  en  argillaceous  limestone  at  a  temperature  only  sufficient  to  drive 
Itfeevbanic  acid  gas. 

"injsfcal  Properties.  Fineness.  The  residue  on  a  standard  100-mesh  sieve 
slut  eseeid  10%,  and  on  a  standard  200-mesh  sieve  shall  not  exceed  80%,  by 

"1  Somoeoaa.     Fata  of  neat  cement  about  8  in  in  diameter,  H  in  thick  at  center, 

•sag  to  s  tarn  edge,  shall  be  kept  in  moist  sir  for  a  period  of  24  hr. 

i  A  ait  shall  then  be  kept  in  sir  at  normal  temperature. 

k  iaotber  pat  shall  be  kept  in  water  maintained  as  near  21°  C  (70°  F)  as  practicable. 

less  pats  shall  be  observed  at  intervals  for  at  least  28  days,  and,  to  satisfactorily 

■  tac  tests,  shall  remain  firm  and  hard  and  show  no  signs  of  distortion,  checking, 

■dag  or  ftirin  tegrs  ring. 

"t  Ton  of  Setting.     The  cement  shall  not  develop  initial  set  in  leas  than  10 

av  ease  the  VTeet  needle.     Final  set  shall  be  attained  in  not  less  than  80  mm  nor 

aetata  S  hr.  using  the  Vieat  needle. 

"i-  TaaaLB  Stbjkncth.    The  minimum  requirements  for  tensile  strength  for  bri- 

ettsj  1  sq  in  m  cross  section  shall  be  as  follows,  and  the  cement  shall  show  no  retro- 

nmei  is  strength  within  the  periods  specified: 

Age  Neat  Cement  Strength 

U  hr  in  avast  air 75  lb 

7  days,  1  day  in  moist  air,  6  days  in  water 150  lb 

B  days,  1  day  in  moist  air,  27  days  in  water 250  lb 

One  Fart  Cement,  Three  Parte  Standard  Ottawa  Sand 

7  days,  1  day  in  moist  air,  6  days  in  water. 50  lb 

tt  days,  1  day  in  moist  air,  27  days  in  water 125  1b 

"«•  Packages,  Marking  and  Storage.  The  cement  shall  be  delivered*  in  suitable 
■P  e?  evnesi  with  the  brand  and  name  of  the  manufacturer  plainly  marked  thereon, 
kfcajdhal  contain  94  lb  net.  A  barrel  shall  contain  282  lb  net 
***ft*  ctaiBnt  shall  be  stored  in  such  a  manner  as  to  permit  easy  access  for  proper 
•ewti*  and  identification  of  each  shipment,  and  in  a  suitable  weather-tight  building 
***  ffl  protect  the  cement  from  dampness. 

"t  faatctioa.  a.  Every  facility  shall  be  provided  the  purchaser  for  careful 
J*****!  ead  inspection  at  either  the  mill  or  at  the  site  of  the  work,  as  may  be  sped- 
W  br  tat  pwchaser.  At  least  10  days  from  the  time  of  sampling  shall  be  allowed 
■"at  esoaietiaa  of  the  7-day  test,  and  at  least  81  days  shall  be  allowed  for  the  com- 
"■*•<*  tat  28-day  test. 

^*-  J*?  etewat  shall  be  tested  in  accordance  with  the  methods  contained  in  the 

■****  Specifications  end  Tests  for  Portland  Cement  of  the  Am.  Soc.  Test.  Mat. 

*•  fejectiea.    The  cement  may  be  rejected  if  it  fails  to  meet  any  of  the  require- 


UL  Cement  faffing  to  meet  the  7-day  requirements  may  be  held  awaiting  the 
™*  *  the  28-day  testa  before  rejection/' 

13.    Plain  Cement-Concrete 

Too  Uule  attention  baa  been  given  to  the  materials  to  be  cemented 


__  to  make  concrete.     Concrete  failures  have  been  attributed  to 

P**  cement  While  poor  cement  may  be  found  in  the  market,  there  ia 
ar  tfher  material  of  construction  which  is  as  thoroly  tested  by  the  manu- 
j***8*8**-  As  a  matter  of  fact,  good  cement  saves  poor  aggregate  more 
™*thsn  it  causes  failure.  Therefore,  it  is  a  sound  proposition  that  sand, 
2**"|d :  itoue  must  be  tested.  Tests  have  been  made  in  the  past  for 
•■nneei  in  sand.  While  a  sharp  sand  may  give  concrete  that  is  a  little 
?****  than  that  made  from  round  particles,  it  is  not  as  dense  and  there- 
**  iot  so  nearly  waterproof.     As  a  general  proposition,  one  offsets  the 
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other.  Tests  have  been  made  for  cleanness  of  sand.  But  it  is  cona 
that  5  or  even  10%  of  good  clay  is  not  injurious  to  the  sand  as  used 
concrete.  Aggregates  for  concrete  are  usually  divided  into  fine  and  coi 
the  division  usually  being  made  by  the  point  of  what  will  pass  and  i 
will  be  retained  upon  a  M-m  screen.  The  N.  Y.  State  Highway  Co: 
standard  specifications  make  the  %-in  screen  the  dividing  line. 

Fine  Aggregate  may  consist  of  sand,  gravel  screenings,  crushed  ston 
crushed  slag.  Xhe  best  is  that  which  is  made  up  entirely  of  siliceous 
terials.  It  should  be  made  up  of  all  sizes  of  grains  from  fine,  hard  part 
up  to  K  iu.  The  Committee  on  Concrete,  Am.  Soc.  C.  E.,  reporter 
1914  that  not  more  than  6%  should  pass  a  100-mesh  sieve.  It  shouli 
free  from  dust,  and  particularly  it  must  be  free  from  vegetable  loam 
all  other  organic  matter.  A  fine  aggregate  may  look  all  right  and 
be  entirely  unfit  for  use  in  concrete.  It  therefore  should  be  tested  by  n 
ing  standard  briquettes  from  a  1  :  3  mortar  and  comparing  the  res 
with  a  1  :  3  mortar  made  from  the  same  cement  and  standard  Ott 
sand.  In  making  such  a  test,  the  consistency  of  the  two  mortars  sh< 
be  about  the  same.  In  order  to  obtain  the  same  consistency  the  nat 
sand  mortar  will  require  from  10  to  40%  more  water  than  the  Ottawa  si 
A  natural  sand  failing  to  come  up  to  this  requirement  might  be  used 
increasing  the  proportion  of  cement.  If  the  test  gives  results  less  t 
70%  of  the  value  of  the  Ottawa  sand  briquettes,  the  material  shoulc 
rejected. 

Coarse  Aggregate  should  consist  of  crushed  rock,  slag  or  gravel  wl 
will  be  retained  on  a  }i-in  screen.  All  that  was  said  under  fine  aggrej 
regarding  freedom  from  dust,  vegetable  loam  and  organic  matter  is  aj 
cable  to  the  coarse  aggregate.  The  particles  should  be  hard  and  sh< 
be  cubical  or  spherical  in  shape.  Long  or  flat  stones  should  be  rejec 
They  are  liable  not  to  mix  well,  or  may  break  after  mixing  and  leave 
posed  areas  not  coated  with  mortar.  The  maximum  size  of  coarse  ag 
gate  is  dependent  upon  the  character  of  the  work.  For  plain  concret 
thin  masses,  from  6  in  to  12  in  thick,  stone  up  to  1^  or  even  2  in  ma: 
used.  In  larger  masses  of  plain  concrete  stone  up  to  2  H  or  3  in  ma] 
used.  A  limited  amount  of  these  large  stones  tends  to  increase  the  strei 
of  the  concrete,  but  makes  it  more  difficult  to  properly  mix  and  plact 
as  they  have  a  tendency  to  separate  from  the  mortar.  The  aggrej 
should  be  so  graded  between  the  minimum  and  maximum  sizes,  that  i 
made  up  of  nearly  equal  amounts  of  all  the  different  sizes. 

Proportioning.  Inasmuch  as  a  bag  of  Portland  cement  measures  al 
1  cu  ft  and  weighs  94  lb,  1  cu  ft  of  loose  dry  sand  weighs  about  95  lb 
1  cu  ft  of  loose  coarse  aggregate  weighs  less  than  100  lb;  the  conn 
unit  of  measuring  proportions  is  taken  as  the  cubic  foot  of  loose  aggrej 
or  the  bag  of  cement.  The  proportioning  of  fine  aggregate  to  co 
aggregate  should  be  such  as  to  produce  a  mixture  having  a  minimun 
voids.  In  unimportant  work,  this  may  be  closely  enough  obtained 
taking  twice  as  much  coarse  aggregate  as  fine.  For  important  worl 
careful  study  should  be  made  to  obtain  the  very  best  results,  and  the  pre 
mixture  should  be  carefully  maintained  thruout  the  work.     See  (54). 

Proportion.  For  plain  concrete  in  large  manes,  such  as  foundations,  it  is  com 
to  make  it  in  the  proportion  1  :  2H  :  &»  which  means  one  bag  of  Portland  cenj 
to  2V£  cu  ft  of  fine  aggregate  and  5  cu  f t  of  coarse  aggregate.  If  all  the  aggrega 
carefully  graded,  a  concrete  in  the  proportion  of  1  :  3  :  6  may  be  used.  For  reinfo 
concrete  and  for  plain  concrete  in  small,  thin  masses,  the  proportion  should  be  1  :  2 
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mnnher  of  states  specify  a  proportion  of  1 :  1H  •  3  for  concrete  pave- 
but,  a  large  number  of  highway  engineers  claim  that  a  1:2:4 
»  good,  see  Sect.  21.    Having  decided  upon  the  proportion  to  be 
of  the  quantities  necessary  for  a  cubic  yard  of  concrete  may  be  ob- 

the  following  formulas,  devised  by  Wm.  B.  Puller  (54).    C-  — ; : — ; 

c  +s  +g 

3  8  8.8  . 

CXiX  -=- ; G=  CXfX  ^r ;  in  which  C «  number  of  barrels  of  packed  Portland 

for  1  cu  yd  of  concrete,  1  bbl  ■=  4  bags,  S  —  number  of  cubic 
of  loose  sand  required  for  1  cu  yd  of  concrete,  G  —  number  of  cubic  yards 
sf  Issse  gravel  or  broken  stone  required  for  1  cu  yd  of  concrete,  e  —  number  of  parts 
sf  sBssssa  in  proportion,  s  ■»  number  of  parts  of  sand  in  proportion,  g  —  number  of 
of  grave!,  etc,  in  proportion. 

for  concrete  is  seldom  tested.  But  care  should  be  used  that  the 
weser  is  not  alkaline,  and  that  it  contains  no  oils.  The  amount  of  water 
wiii  vary  according  to  plasticity  wanted.  For  plain  concrete,  it  may  be 
estimated  that  1  cu  f t  of  concrete  will  take  from  1  to  1^  gal  of  water. 
Reinforced  concrete  will  require  at  least  1  \i  gal  to  a  cu  ft. 

M"*t  Concrete  should  be  done  carefully  and  thoroly.  Proper  mixing 
skwld  coat  every  particle  of  fine  aggregate  with  cement  and  every  piece 
of  eoarae  aggregate  with  mortar.  It  should  bring  the  pieces  of  coarse 
aggregate  into  intimate  contact  with  the  mortar  so  that  the  mortar  will 
riuaely  adhere  to  them.  The  time  allowed  for  mixing  should  be  sufficient 
do  arcompJiah  these  results,  but  should  not  be  so  long  as  to  run  any  risk 
of  the  cement  beginning  to  set  before  it  is  placed  in  the  forms  and  rammed. 
Concrete  is  mixed  by  hand  and  by  machine.  As  a  rough  estimate,  on  a 
work  requiring  200  cu  yd  or  more  of  concrete,  machine  mixing  may  be 
With  a  good  machine,  better  concrete  is  always  obtained. 

by  Hand,  it  is  done  in  two-bag  batches.    A  bottomless  box  of  such  inside 

that  when  even  full  it  will  contain  the  proper  amount  of  sand  to  mix  with 

t  is  placed  on  the  mixing  board,  filled  even  full  with  sand.    The  box 

and  the  sand  spread  out.    Two  bags  of  cement  .are  then  dumped 

Then  the  box  is  again  filled  and  the  contained  sand  is  shoveled  on  top 

U    Then  the  cement  and  sand  are  mixed  by  shovels.    The  shovelful  should 

^"■■prf,  but  the  material  should  be  allowed  to  run  off  of  the  shovel  in 

■•  to  mix  the  two  materials.    A  proper  mix  is  obtained  when  the  color 

even.     By  a  similar  process,  measure  half  the  stone  required. 

dry  mortar  on  top,  then  spread  the  remainder  of  stone.    Add  water  and 

over  at  least  4,  and  better,  6  times. 

There  is  a  large  number  of  machine  mixers  on  the  market.  Con- 
are  either  horizontal  or  vertical.  In  the  latter  the  various  materials 
proportions,  including  water,  are  continuously  shovelled  into  the  top. 
to  sloping  shelves,  and  by  being  dropped  from  shelf  to  shelf  become 
*""»"£  out  at  the  bottom.  Most  continuous  mixers  are  nearly  horizontal 
The  materials  are  shovelled  in  at  one  end  and  the  passage  thru  is  either 
ky  a  large  revolving  screw  which  carries  the  material  along,  or  by  the  revolving  of 
aw  evSader.  Batch  mixers  are  so  called  because  all  the  materials  for  1  batch,  based 
m  1  hag  of  cement,  are  placed  in  the  mixer  and  are  allowed  to  revolve  inside  of  it 
2  sain  when  the  batch  is  dumped  out.  For  machine  mixing,  the  proportions 
by  actually  measuring  for  1  batch  and  noting  how  full  1  or  2 
by  the  measured  quantities.  All  measuring  after  that  is  made 
to  proper  extent. 

and  Placing,  The  concrete  may  be  carried  from  the  mixer 
to  the  arte  of  the  work  by  means  of  wheelbarrows,  or  on  larger  jobs  by 
barrows  which  are  so  constructed  as  to  be  easily  operated  by 
altho  a  large  aiae  is  made  that  in  some  cases  is  best  handled 
by  S  asm.     Generally,  the  first  concrete  should  be  placed  farthest  from  the 
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mixer,  gradually  working  back  towards  the  mixer,  so  avoiding  having  t 
pass  thru  the  placed  concrete.  If  concrete  is  being  dumped  into  wall  forn 
from  a  runway,  this  precaution  is  not  necessary.  But  the  runway  shoul 
make  a  complete  circuit  so  that  the  barrow  leaves  the  mixer  dumps  i 
the  proper  place  and  continues  around  the  circuit  back  to  the  mixer,  ni 
interfering  with  the  other  barrows.  If  the  concrete  is  dry,  it  should  not  1 
dropped  from  any  height.  But  ordinary  wet  concrete  may,  with  cai 
be  dropped  into  place  from  heights  of  10  or  12  ft.  Under  no  conditioi 
however,  should  concrete  be  placed  by  dropping  thru  any  depth  of  wati 
A  depth  of  even  3  or  4  ft  will  separate  the  materials  from  which  the  concre 
is  made,  the  clear  stone  going  to  the  bottom,  while  the  fine  aggregate  ai 
cement  will  form  layers  above  it.  Concrete  may  be  placed  under  water  I 
filling  paper  bags  with  it  and  sliding  them  into  place  by  means  of  a  chu 
The  bags  will  soon  burst  and  the  concrete  forms  a  fairly  solid  mass.  T 
best  method  is  usually  to  chute  the  concrete  thru  a  12-  or  14-  in  di&me 
tube,  either  wooden  or  steel.  The  bottom  end  of  the  tube  may  be  clot 
by  a  slide  operated  from  the  upper  end,  or  the  first  batch  of  concrete  may 
permitted  to  fall  thru  the  water.  After  that,  the  plastic  concrete  keeps  1 
lower  end  of  the  tube  sealed. 

Foundation  Concrete  should  be  placed  in  layers  6  or  8  in  thick.  I 
concrete  needs  a  rammer  weighing  at  least  20  lb.  But  wet  concrete  may 
rammed  by  means  of  2  by  4  in  Bcantling  rounded  off  for  a  handle  on  one  e 
Men  who  use  these  should  be  supplied  with  rubber  boots  and  allowed 
walk  in  the  concrete.  This  adds  to  the  ramming.  Care  should  be  u 
not  to  continue  ramming  after  the  cement  has  begun  to  set.  The  cone: 
should  then  be  protected  from  the  Bun  to  prevent  drying  out  and  she 
not  be  walked  on  for  from  1  to  5  days.  An  ideal  method  in  placing  cone 
is  to  work  continuously  until  the  entire  mass  is  placed.  This  is  usually 
practicable,  and  then  care  must  be  used  in  beginning  each  day's  w 
or  even  every  half  day's  work,  to  get  a  bond  between  the  old  concrete 
the  new.  The  concrete  already  set  should  be  clean  and  free  from  L 
particles  before  new  concrete  is  placed  on  or  against  it.  It  should  be  sc 
what  rough  and  should  be  washed  before  placing  the  new  concrete, 
water  should  not  be  left  standing  on  it.  The  first  batch  of  new  cone 
should  be  without  coarse  aggregate,  thus  forming  a  mortar  joint,  into  w 
the  following  batches  of  concrete  are  placed.  Any  oil  in  the  water  or  1 
the  forms  may  form  a  film  on  the  set  concrete  that  must  be  removed  ht 
the  new  concrete  is  placed,  or  there  will  be  practically  no  bond  betweex 
two.  If  there  is  any  possibility  of  any  stress  other  than  pure  comprei 
ever  coming  onto  the  concrete,  it  is  always  wise  to  have  a  mechanical  1 
between  old  and  new  concrete.  The  most  simple  method  is  to  ram 
4  in  scantling  into  the  last  batch  of  concrete  at  night.  This  may  be  rein 
in  the  morning  and  the  new  concrete  forms  a  tongue  in  the  groove  le 
the  removal  of  the  scantling,  thus  forming  a  regular  joint  to  resist  t 
verse  stresses.  Features  to  be  kept  in  mind  in  the  building  of  forms 
be  found  in  Sect.  26,  retaining  walls. 

Imperviousness  Is  a  quality  which  is  frequently  of  great  impor 
in  concrete.  Retaining  walls,  foundations  and  other  structures  i 
come  into  intimate  contact  with  soil  should  be  so  constructed  that  * 
will  not  seep  thru.  The  simplest  method  of  accomplishing  this  is  I 
creasing  the  amount  of  cement  in  the  mixture.  Cement  is  more  p 
than  concrete.  But  its  voids  are  made  up  of  minute  round  bubbles  whi 
without  intercommunication.     The  voids  in  concrete  are  thin   and 
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k  m  construction,  and  cross  And  re-cross  each  other  in  all  directions. 
tWdore  the  increase  of  cement  may  increase  percentage  of  voids,  but  at 
*w  tine  increases  water-proofing.  The  concrete  surface  may  be  water- 
|Rofed  against  small  pressures  by  thoroly  troweling  the  surface  which  tends 
to  bring  the  cement  to  the  surface  thereby  acting  as  a  water-proof  coating, 
ftflbookl  be  remembered  that  gravel  will  generally  make  a  denser  and  therefore 
i  ww  nearly  water-proof  concrete  than  will  crushed  rock.  Lean  mixtures 
rf  concrete  may  be  made  more  water-proof  by  the  addition  of  12  to  15% 
rf  diked  time,  or  not  more  than  10%  of  fine  clay.  These  materials  tend 
to  ID  the  voids  and  are  therefore  nearly  useless  in  a  rich  concrete.  The 
tie*  and  probably  the  best  water-proofing  materials  are  alum  and  soap 
■d  in  combination.  Soap  to  the  amount  of  3%  of  the  water  should  be 
bfod  in  the  water.  Finely  powdered  alum  equal  to  half  the  amount 
'  nap  osed  may  be  either  dissolved  in  the  water  or  mixed  dry  with  the 
■at.  This  mixing  of  the  soap  and  alum  directly  with  the  ingredients 
Kresses  the  strength  of  the  concrete  slightly.  If  necessary  to  avoid  this, 
rtf  vater-proofing  is  desired  on  a  structure  already  built,  the  alum  and  soap 
taM  be  used  as  washes  over  the  exposed  surface.  It  is  always  better, 
Possible,  to  place  these  washes  on  the  surface  actually  exposed  to  the  water 
fwwre.  The  alum  solution  is  made  by  using  1  lb  of  alum  to  1  gal  of  water. 
he  soap  solution  by  using  2.2  lb  of  hard  soap  to  1  gal  of  water.  These 
■to  are  applied  separately,  either  the  alum  or  soap  wash  being  allowed 
>  dry  24  hr  before  the  application  of  the  other.  The  soap  wash  should 
r  fading  hot,  the  alum  wash  should  be  about  15.6°  to  21°C  (60°  or  70°  F). 
■•  rooexete  should  not  be  colder  than  10°  C  (50°  F).  These  two  washes 
nfcne  to  form  an  insoluble  compound,  and  several  coatings  will  water- 
*rf  concrete  against  heavy  water  pressures. 

Cwerete  m  Freezing  Weather.  It  is  always  advisable  not  to  do  concrete 
■k  in  freezing  weather.  But  with  extra  care,  it  may  be  done  with  perfect 
**?•  In  the  first  place,  the  chemical  action  of  setting  cement  creates 
°*»ierable  amount  of  heat.  By  covering  the  day's  work  with  cement 
fe  tarUp,  straw,  etc,  this  heat  is  held  in  the  concrete  until  it  sets.  With 
toary  care  this  method  will  prevent  freezing  at  —  4°  C  (25°  F)  and  with 
•*  care,  at  -  7°  C  (20°  F).  The  surest  method  to  prevent  freezing  at 
•w  temperatures  is  to  add,  to  the  water,  salt  to  the  amount  of  0.2%  of 
tvoght  of  water  for  every  0.44°  C  (1°  F)  below  freezing,  that  the  tem- 
ntsre  may  fall.    This  may  cause  efflorescence  on  the  face  of  the  concrete, 

■  that  will  soon  disappear.  When  the  work  is  large  enough  to  keep  up 
>■*  on  the  job  for  24  hr  a  day  and  7  days  a  week,  freezing  may  be  largely 
jested  by  piping  live  steam  thru  the  piles  of  sand  and  stone.  But  the 
■ft  of  steam  on  cold  stone  is  merely  to  warm  the  surface.  The  frost  in 
t  interior  is  liable  to  come  out  after  the  concrete  is  in  place.  This 
**»  the  temperature  of  concrete  and  is  liable  to  cause  trouble. 

14.    Reinforced  Cement-Concrete 

A  brief  outline  of  the  principles  governing  the  use  and  design  of  rein- 
cement-concrete  will  be  given.  The  material  in  this  article  is  taken 
the  1913  and  1917  reports  of  the  Com.  on  Concrete  and  Reinforced 
L^  Am.  Soc.  C.  E.  (62  b).  The  use  of  reinforced  concrete  in- 
•*•  the  exercise  of  good  judgment  to  a  greater  degree  than  for  any 
m  building  material,  and  judgment  should  control  the  application  of 

■  Failure*  of  such  structures  are  usually  due  to  any  one  or  a  combi- 
of  the  following  causes:     Defective  design,  poor  material,   faulty 
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execution  and  premature  removal  of  forms.  Poor  material  is  sometime 
used  for  the  concrete,  as  well  as  for  the  reinforcement.  The  use  of  poo 
aggregates,  especially  sand,  which  have  not  been  tested  is  a  common  souro 
of  defect.  An  unsuitable  quality  of  metal  for  reinforcement  is  sometime 
used  to  reduce  the  cost. 

The  Materials  may  be  divided  into  (1)  cement,  (2)  aggregates,  and  (3 
reinforcement.  Only  Portland  cement  should  be  used  and  it  should  pai 
the  tests  as  prescribed  under  Art.  12.  Aggregates  may  be  divided  int 
(a)  fine  and  (b)  coarse.  Fine  aggregates  should  consist  of  sand,  crush* 
stone,  or  gravel  screenings,  graded  from  fine  to  coarse,  and  passing,  whc 
dry,  a  J^-in  screen.  It  should  be  clean,  coarse,  free  from  dust,  soft  particle 
vegetable  loam  or  other  deleterious  matter;  and  not  more  than  6%  shou! 
pass  a  100-mesh  sieve.  Coarse  aggregate  should  consist  of  crushed  stoi 
or  gravel  which  is  retained  on  a  }£-in  screen  and  graded  from  the  smalle 
to  the  largest  particles.  It  should  be  clean,  hard,  durable  and  free  from  1 
deleterious  matter.  The  maximum  size  of  the  particles  is  governed  by  t 
character  of  the  construction  and  should  be  small  enough  to  allow  the  oo 
crete  to  easily  surround  the  reinforcement  and  fill  all  parts  of  the  forn 
Cinder  concrete  should  not  be  used  for  reinforced  concrete  construct  it 
For  reinforcement,  a  structural  steel  with  an  ultimate  tensile  strength 
60  000  lb  per  sq  in  and  a  yield  point  of  not  less  than  60%  of  the  ultimj 
strength  should  be  used.  Where  little  bending  is  required,  and  also 
reinforcement  for  shrinkage  and  temperature  stresses,  a  high  carbon  at 
with  an  ultimate  strength  of  88  000  lb  per  sq  in  and  a  yield  point  of  i 
less  than  60%  of  the  ultimate  strength  may  be  used. 

In  Proportioning  the  Concrete,  the  fine  and  coarse  aggregates  should 
used  in  such  relative  proportions  as  will  insure  maximum  density, 
study  of  samples  of  the  aggregate  should  be  made  to  determine  this  relati 
In  ordinary  construction,  1  part  of  cement  to  a  total  of  6  parts  of  fine  i 
coarse  aggregates  measured  separately  should  generally  be  used.  For  colun 
richer  mixtures  are  generally  preferable,  and  in  massive  masonry,  a  x 
ture  of  1:9  or  even  1:[12  may  be  used. 

Shrinkage  of  Concrete  due  to  hardening,  and  contraction  due  to  tern 
ature  changes,  causes  cracks,  the  size  of  which  depends  on  the  extent  of 
mass.  The  resulting  stresses  are  important  in  monolithic  construe 
and  should  be  considered  carefully  by  the  designer.  They  cannot  be  coin 
acted  successfully  but  the  effects  can  be  minimised.  In  long  contin1 
lengths  of  concrete,  shrinkage  joints  should  be  provided  at  points  tr 
they  will  do  little  or  no  harm.  Reinforcement,  properly  placed,  is  of  i 
tance  in  causing  the  concrete  to  hold  together  between  joints  cu* 
localize  the  cracks. 

Continuous  Beams  and  Slabs.  In  computing  the  positive  and  neg; 
moments  in  beams  and  slabs  continuous  over  several  supports,  d\i 
uniformly  distributed  loads,  the  following  rules  are  given : 

1.  That  for  floor  slabs,  the  bending  moments  at  center  and  at  support  t>e 
at  kfL'/12  for  both  dead  and  live  loads,  where  u>  represents  the  load  per  lincss 
and  L  the  span  length. 

2.  That  for  beams,  the  bending  moment  at  center  and  at  support  for  interim 
be  taken  at  wL*  12,  and  for  end  spans  it  be  taken  at  wIA/10  for  center  and 
support,  for  both  dead  and  live  loads. 

3.  In  the  case  of  beams  and  slabs  continuous  for  two  spans  only,  the  bending  tx 
at  the  central  support  should  be  taken  as  wL*/&  and  near  the  middle  of  the  « 
n>L«/10. 

4.  At  the  ends  of  continuous  beams,  the  amount  of  negative  moment  wHl. 
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on  the  condition  of  restraint  or  fixedness,  and  this  will  depend 
In  ordinary  cases  a  moment  of  from  wLVlfi  to  «?LVl2 


tttfaafani  of 

say  be  used. 

CsJ«fjfjg  By  columns  are  meant  compression  members  of  which  the 
ratio  of  unsupported  length  to  least  width  exceeds  about  4,  and  which  are 
provided  with  reinforcement.  It  is  recommended  that  the  ratio  of  un- 
supported length  of  column  to  its  least  width  be  limited  to  15.  The  effeo- 
uvt  area  of  the  column  shall  be  taken  as  the  area  within  the  protective 
ttvering,  or,  in  the  case  of  hooped  columns  or  columns  reinforced  with 
Mrnctural  shapes,  it  shall  be  taken  as  the  area  within  the  hooping  or  struc- 
'ani  shapes.  The  following  recommendations  are  made  for  the  relative 
working  stresses  in  the  concrete  for  the  several  types  of  columns: 

L  Cofcraas  with  longitudinal  reinforcement  to  the  extent  of  not  leas  than  1  and 
b«s  man  than  4%,  and  with  lateral  ties  of  not  less  than  ^  in  in  diameter,  12  in 
more  than  16  diameters  of  the  longitudinal  bar:  the  unit  stress  recoro- 

i-falfm  si  ill  ujmpuwaioii 

2.  Columns  reinforced  with  not  lees  than  1  and  not  more  than  4%  of  longitudinal 

is*  and  with  circular  hoops  or  spirals  not  less  than  1%  of  the  volume  of  the  con- 
a  unit  stuns  56%  higher  than  given  for  (1)  provided  the  ratio  of  unsupported 
cf  H""*"  to  diameter  of  the  hooped  core  is  not  more  than  10. 

Stresses.  The  following  working  stresses  are  given  for  static 
load*.  Proper  allowances  for  vibration  and  impact  are  to  be  added  to 
lire  bads  where  necessary  to  produce  an  equivalent  static  load  before 
applying  the  unit  stresses  in  proportioning  parts. 

Table  V. — Strengths  of  Different  Mixtures  of  Concrete 

In  Pounds  per  Square  Inch 


A«~«. 

1:8* 

1:4^» 

1:6* 

1:7M* 

1:9* 

Gawd,    hard    H  mast  one 

sad  bard  sandstone. .. . 

safe,  nmestone  and  sand- 

8300 

8000 

2200 
800 

2800 

2600 

1800 
700 

2200 

2000 

1600 
600 

1800 

1600 

1200 
600 

1400 
1800 
1000 

CssWs 

400 

arer 

fcffcsn 


volume  fine  and  coarse  aggregate  measured  separately. 

When  compression  is  applied  to  a  surface  of  concrete  of  at  least  twice 
of  36%  of  the  compressive  strength  may  be  allowed. 
For  concentric  compression  on  a  plain  concrete  pier,  the 
r  which  does  net  exceed  4  diameters,  or  on  a  column  reinforced  with  longi- 
bam  only,  the  length  of  which  does  not  exceed  12  diameters,  22.6%  of 
ve  strength  may  be  allowed, 
m  Extreme  Fiber.  The  extreme  fiber  stress  of  a  beam,  calculated  on 
of  a  constant  modulus  of  elasticity  for  concrete  under  working  stresses 
allowed  to  reach  82.5%  of  the  compressive  strength.  Adjacent  to  the  support 
resses  15%  higher  may  be  used. 

Tension.  In  calculations  on  beams  in  which 'the  maximum 
in  a  section  is  used  as  the  means  of  measuring  the  resistance  to  diagonal 
the  following  allowable  values  are  recommended:  (1)  For  beams  with 
mvs  only  and  without  web  reinforcement,  2%  of  the  compressive  strength, 
i  romhtfistlon  of  bent  bars  and  vertical  stirrups  looped  about  the  reinforc- 
m  the  tension  side  of  the  beam  and  spaced  horizontally  not  more  than 
of  the  depth  of  the  beam,  5%  of  the  compressive  strength.  For  other 
reinforcement  consisting  of  vertical  stirrups  or  bent  bars  or  a  combina- 
(62  b). 
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The  bond  streM  between  concrete  and  plain  reinforcing  ban  may  be  u 
mimed  at  4%  of  the  compressive  strength  or  2%  in  the  case  of  drawn  wire. 

Reinforcement.  The  tensile  or  compressive  strength  in  steel  should  not  exceec 
16  000  lb  per  sq  in. 

Modulus  of  Elasticity.  The  value  of  the  modulus  of  elasticity  of  concrete  hat  i 
wide  range,  depending  on  the  materials  used,  the  age,  the  range  of  stresses  betwea 
which  it  is  considered,  as  well  as  other  conditions.  It  is  recommended  that  in  con 
putations  for  the  position  of  the  neutral  axis  and  for  the  resisting  moment  of  beam 
and  for  the  compression  of  concrete  in  columns  it  be  assumed  as:  (1)  One-fortietl 
that  of  steel,  when  the  strength  of  concrete  b  taken  as  not  more  than  800  lb  per  si 
in.  (2)  One-fifteenth  of  that  of  steel,  when  the  strength  of  the  concrete  is  taken  a 
greater  than  800  lb  per  sq  in  and  less  than  2200  lb  per  sq  in.  (3)  One-twelfth  < 
that  of  steel,  when  the  strength  of  the  concrete  is  taken  as  greater  than  2200  lb  pc 
sq  in  and  leas  than  2900  lb  per  sq  in.  (4)  One-tenth  of  that  of  steel,  when  tfc 
strength  of  the  concrete  is  taken  as  greater  than  2900  lb  per  sq  in. 

Formulas  for  Use  in  Design.  The  formulas  which  follow  are  base 
upon  assumptions,  some  of  which  are  not  entirely  borne  out  by  exper 
mental  data.  The  Committee  of  the  Am.  Soc.  C.  E.  recommends  that  i 
the  interests  of  simplicity  and  uniformity  they  be  used  until  more  ration) 
methods  appear  to  replace  them. 

Notation.  1.  Rectangular  Bbams.  fs  -  tensue  unit  strew  in  steel;  fc  *  cor. 
pressive  unit  stress  in  concrete;  Es  -  modulus  of  elasticity  of  steel;  Ec  -  modulus 
elasticity  of  concrete;  n  —Es/Ec;  M  -  moment  of  resistance,  or  bending  moment 
general;  A  =  steel  area;  6  -  breadth  of  beam;  d  »  depth  of  beam  to  center  of  stei 
k  ■=  ratio  of  depth  of  neutral  axis  to  effective  depth  d;  z  *=  depth  of  resultant  en 
prearion  below  top;  j  ■»  ratio  of  lever  arm  of  resisting  couple  to  depth  d;  jd=  d  -  ■ 
arm  of  resisting  couple;  p  =  steel  ratio,  not  percentage. 

2.  T-Bbams.    6  «  width  of  flange;  V  -  width  of  stem;  t  =  thickness  of  flange. 

8.  Bbams  Reinforced  por  Compression.  A'  =  area  of  compressive  steel;  j/  -»  st 
ratio  for  compressive  steel;  //  -  compressive  unit  stress  in  steel;  C  -  total  oompr 
aive  stress  in  concrete;  C\  -  total  compressive  stress  in  steel;  d*  ■>  depth  to  center 
compressive  steel;  t  »  depth  to  resultant  of  C  and  C. 

4.  Shear  and  Bond.  V  -  total  shear;  v  =  shearing  unit  stress;  u  =  bond  star 
per  unit  area  of  bar;  o  -  circumference  or  perimeter  of  bar;  Zo  =  sum  of  the  peri 
eters  of  all  bars. 

5.  Columns.  A  -  total  net  area;  As  =  area  of  longitudinal  steel;  Ac  «=  arei 
concrete;   P  =  total  safe  load. 

Formulas.  1.  Rectangular  Bbams. 

Position  of  neutral  axis, 
k 


' K— -f_ — ^ 

jd+n 

Fig.  46 


V  2  pn  +  (pn)*  —pn 

Arm  of  resisting  couple, 

i  -  1  -   H  fc 

Note:     For  fs  =  15  000  to   16  000,  and/c 
660,  k  may  be  taken  at  x/%. 
Fiber  stresses, 

.         M    M 

fs  B 


60< 


Steel  ratio,  for  balanced  reinforcement, 

P-  Vt 


fc\nf* 


+  1 


) 
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the  neutral  axis  lies  in  the  flange  use  formulas  for  rectangular  beams. 
the  neutral  axis  lies  in  the  stem.    The  following  formulas  neglect 
in  the 


of  neutral 
2nd  A  +  6P 

2mA  +  26* 

of  resnitant  com; 
SU  -21   f 


2U  -I   8 
Am  of  nsktiiu 


(6) 


(7) 


/«- 


Jftd 


.A 


(9) 
(10) 


6i(M-  H0>d        *   1  -* 

results,  the  formulas  for  rectangular  beams  may  be  used, 
formulas  take  into  account  the  compression  in  the  stem;  they  are 
the  flange  is  small  compared  with  the  stem: 
of  neutral  axis. 


IVadit +  (6  -6')f»        i%A  +  (6  -oVX1     wA  +  (6  -  6*)  I 

of  resultant  compression, 

(faff-  H&  6  +  W  -oHf  +  H(M-0My 


tea  of 


couple. 


/«- 


1(2 hi  -06  +  (M  -0*6' 
#  -d-t     .     . 

^-Aid'     '    • 

2  Mid 

[(2UrOU  +  (id  -Q'oljd 

COMPKBBSION. 

Position  of  neutral  axis. 


(U) 

(12) 
(13) 
(14) 

(16) 


Position  of  resultant  compression, 

K*«d+2p'»d'(fc-Y) 


(18) 


t  ■■ 


fc«  +  2p 


.(.-£) 


Arm  of  resisting  couple, 
jd-d-z  .      .     . 


""Iv—MM-tH"*)] 

T'-tT 

.   .  (20)        r%  -  nfc  L—j—j  • 


(17) 

(18) 
(19) 


(21) 


4.  Sbbab,  Bond,  and  W«b  RmNTOBCEMSNT.    In  the  following  formulas,  2o  refers 
■w/  to  the  bars  constituting  the  tension  reinforcement  at  the  section  In  question, 
*  ji  is  the  lever  arm  of  the  resisting  couple  at  the  section. 
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For  rectangular  beam* 

-4 •    •  (22)      —55 <■» 

Note:    For  approximate  results,  j  may  be  taken  at  %. 

The  stresses  in  web  reinforcement  may  be  estimated  by  toe  following  formulae: 

Vs 

Vertical  web  reinforcement,  P  -  — (24) 

3d 

Vs 

Web  reinforcement  inclined  at  46°,  not  bent-up  bars,  P  ~  0.7  — - (26) 

/d 

in  which  P  =  stress  in  single  reinforcing  member,  V  =  amount  of  total  shear  as  carried 

by  the  reinforcement,  and  a  «=  horizontal  spacing  of  the  reinforcing  members. 

The  same  formula  apply  to  beams  remXprced  lor  compression  as  regards  shear  and 

bond  stress  for  tensile  steel. 

For  T-beams, 

•"  VH (Z8)      •"  jHJ «"> 

Note:    For  approximate  results,  j  may  be  taken  at  %. 

5.  Columns. 

Total  safe  load.  P-/e  (A*  +  *A,)  -/*  A  [1  +  (a-  1)  pi (28) 

Unit  stresses, 

*"Aii+»-i)»r  •  •  •  (29)     /*=n/' <*°> 

15.    Iron  and  Steel 

Definitions.  Cast  iron,  wrought  iron,  and  steel  are  called  the  ferrous 
metals,  and  are  commonly  known  under  the  name  of  iron  and  steel.  The 
iron  ore  mined  in  the  United  States  is  chiefly  hematite,  FeiOs,  the  most 
noteworthy  deposits  being  in  the  region  of  Lake  Superior.  The  ore  is 
taken  to  blast  furnaces,  where  it  is  smelted  and  cast  into  a  form  known  as 
pig  iron.  This  in  turn  is  carried  thru  different  processes  of  refinement  and 
converted  into  the  ferrous  metals.  The  following  descriptions  of  cast  iron, 
steel  and  wrought  iron  are  given  by  Stoughton  (53). 

"Cast  Iron  is  impure  and  weak,  and  must  be  brought  to  its  desired  size  and 
form  by  melting  and  casting  in  a  mold.  A  typical  example  would  contain  about 
94%  iron,  4%  carbon,  and  2%  of  other  ingredients  or  impurities.  Gray  cast  iron  is 
weak  and  brittle.  Pig  iron  is  a  raw  form  of  cast  iron.  Malleable  cast  iron  is  a  semi- 
purified  form  and  when  first  made  is  cast  in  the  condition  of  cast  iron,  and  is  made 
malleable  by  subsequent  treatment  without  fusion.  After  cooling,  the  castings  are 
cleaned  and  packed  in  some  pulverized  material,  as  iron  ore,  lime,  or  sand,  and  placed 
in  an  annealing  furnace  and  heated  to  a  temperature  of  about  706°  C  (1300°  F)  at 
which  temperature  they  are  kept  for  many  hours  after  which  they  are  allowed  to  cool 
slowly.  The  material  is  then  greatly  increased  in  strength  and  ductility.  Only  com- 
paratively thin  castings  can  be  thus  treated. 

"  Steel  is  purer  than  cast  iron,  much  stronger,  and  may  be  produced  in  the 
desired  size  and  form  either  by  melting  and  casting  in  a  mold  or  by  forging  at  a  red 
heat.  It  usually  contains  about  98%  or  more  of  iron,  and,  in  different  samples,  from 
1.5%  down  to  almost  no  carbon,  together  with  small  amounts  of  other  ingredients 
or  impurities. 

"  Wrought  Iron  is  almost  the  same  as  the  very  low  carbon  steels,  except,  that 
it  is  never  produced  by  melting  and  casting  in  a  mold,  but  is  always  forged  to  the 
desired  size  and  form.  It  usually  contains  less  than  0.12%  of  carbon.  Its  chief 
distinction  from  the  low  carbon  steels  is  that  it  is  made  by  a  process  which  fi^iahca 
it  in  a  pasty,  instead  of  a  liquid  form  and  leaves  about  1  or  2%  of  slag  mechanically 
disseminated  thru  it.  The  method  is  known  as  the  puddling  process  in  which  pis;  iron 
is  melted  on  the  hearth  of  a  reverberatory  furnace  until  it  assumes  a  pasty  stage,  in 
which  slag  is  prominent.    Balls  of  the  material  are  squeezed  and  rolled  into  bars  which 

•  placed  together,  reheated  and  rolled  into  a  smaller  size  known  as  the  merchant  bar.** 
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Tat  Pvif&cttion  of  Pig  Iron,  in  order  to  obtain  structural  steel,  is  aeoom- 
by  one  of  two  methods:  (1)  BnsmiB,  (2)  open  hearth.  In 
[fit  Bessemer  process,  generally  about  10  tons  of  pig  iron  are  melted  and 
fwctia  a  converter.  Air  is  then  forced  thru  the  liquid  mass,  which  produces 
\m  oxidation  of  the  carbon  and  other  elements  contained  in  the  iron.  After 
(•bout  10  rain,  the  operation  is  stopped  and  the  molten  iron  is  recarburized 
by  aiding  carbon  and  other  elements.  The  iron  is  poured  into  ingots 
i  stah  are  then  ready  for  the  mill.  In  the  open  hearth  process,  the  pig  iron, 
ftoenher  with  steel  scrap,  is  placed  upon  a  long  shallow  hearth,  over  which 
si  intense  flame  is  burning.  The  capacity  of  the  furnace  is  from  three  to 
ores  times  that  of  the  Bessemer  converter  and  the  time  required  for  puri- 
fication »  from  6  to  10  hr.  The  molten  material  is  then  recarburized  and 
east  into  ingots.  This  method  has  become  the  most  common  one  in  use 
far  structural  steeL 

CrsdMs  or  Cast  Steel  is  made  from  wrought  iron,  by  placing  small  pieces 
of  the  iron,  together  with  the  required  amount  of  carbon  and  other  elements, 
m  small  covered  crucibles  and  melting,  and  pouring  into  small  ingots. 
This  grade  of  steel  is  used  for  tools,  springs,  etc,  and  is  of  high  quality. 

alloy  Steels  are  steels  to  which  a  controlling  amount  of  some  alloying 
dement  in  addition  to  carbon  is  added,  and  this  term  is  used  to  distinguish 
tani  from  the  so-called  carbon  steels,  which  are  more  common.  As  a 
eaeral  rule,  the  alloying  element  is  added  at  the  time  of  recarburising. 
Nkul  steels  are  the  most  important  of  this  class  and  are  used  in  struc- 
tural work  where  a  greater  elastic  limit  is  desired,  as  well  as  a  Rougher 
nateriaL    Other  alloy  steels  less  used  are  vanadium,  chromium,  silicon 
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Csrrotien  of  Iron  and  Steel.  The  ferrous  metals  must  be  protected  in 
wae  way  against  corrosion.  Ferric  hydroxide  is  formed  wherever  the 
■stal  it  exposed  to  the  action  of  water  and  air,  which  shows  itself  as  a 
brown  powder,  commonly  called  rust.  The  most  common  method  of 
infection  is  to  form  a  coating  over  the  exposed  surface  by  painting  or 
pfouizing.  Paint  is  most  used  for  material  in  such  structures  as  bridges. 
It  is  usually  stated  that  cast  iron  corrodes  less  rapidly  than  wrought  iron 
■»d  steel,  and  wrought  iron  less  rapidly  than  steel.  Some  authorities 
woon  this  statement.  It  should  be  noted,  that  when  iron  is  cast  in 
and,  a  ailicious  coating,  or  skin,  is  formed  on  the  casting  which  tends 
to  protect  it  against  rust.  It  is  probable  that  the  difference  in  speed  of 
corrosion  between  wrought  iron  and  steel  is  small.  In  bridges  which  have 
ken  allowed  to  remain  uniurinted  for  some  time,  a  pitting  effect  is  notice- 
iUe.  This  is  probably  due  chiefly  to  blow  holes.  In  repainting  a  bridge 
*fcxh  has  been  neglected,  it  is  important  to  remove  all  the  scale  and  rust 
bfae  applying  the  paint,  as  such  places  will  usually  continue  to  corrode 
tfrier  the  paint,  or  else  will  tend  to  form  loose  spots  from  which  the  scale 
wl  paint  will  fall  away,  exposing  the  metal  to  the  elements.  See  Sect. 
2  and  (53). 

stealing  is  the  name  given  to  the  process  of  very  slow  cooling  of  metal 
*fcch  gives  a  steel  relatively  soft,  but  reduces  its  ultimate  strength  and 
d*»tic  limit.  If  the  steel  is  cooled  by  being  thrown  on  sand,  it  will  be 
■srihmi  soft.  If  artificial  means  are  taken  to  cool  the  specimen,  such  as 
pfanging  into  oil,  water  or  mercury,  it  becomes  hard,  and  relatively  brittle. 
The  usual  purpose  in  annealing  rolled  steel  shapes  is  to  remove  existing 
wwtf  m  a  of  grain.  The  following  recommended  practice  for  annealing  is 
Men  from  the  specifications  of  the  Am.  Soc.  Test.  Mat.  (63  d). 
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"Annealing    Temperature.    In   general,    the    higher    the    carbon    content, 
lower  should  be  the  annealing  temperature.    The  following  ranges  of  temporal 
should  be  used  for  the  several  ranges  of  carbon  content  indicated.     They  refer  to 
usual  moderate  manganese  content-    For  steels  with  a  manganese  content -grei 
than  0.75%  slightly  lower  temperatures  suffice. 

Range  of  Carbon  Content  Range  of  Annealing  Temperature 

Lees  than  0.12% 875°  to  926°  C  (1607°  to  1697°  F) 

0.12  to  0.29% 840°  to  870°  C  (1644°  to  1598°  F) 

0.30  to  0.49% 815°  to  840°  C  (1499°  to  1544°  F) 

0.60  to  1.00% 790°  to  816°  C  (1464°  to  1499°  F) 

M  Cooling.  After  the  object  has  been  held  at  the  annealing  temperature  long  enon 
to  make  its  temperature  nearly  uniform  thruout,  and  to  complete  the  refining  of 
grain,  it  should  be  cooled  in  a  way  suited  to  its  carbon  content  and  to  giving  it. 
specific  properties  needed.  The  general  principles  are:  (1)  the  higher  the  carbon 
slower  should  be  the  cooling;  and  (2)  the  slower  the  cooling  the  softer  and  more  due 
the  metal  will  be,  and  the  lower  will  be  its  tensile  strength,  elastic  limit,  and  yi 
point.  The  greatest  softness  and  ductility  are  obtained  at  a  certain  sacrifice  of  stren 
and  elasticity,  and  the  greatest  strength  and  elasticity  at  a  certain  sacrifice  of  softr 
and  ductility.  For  most  purposes  neither  of  these  extremes  is  desired,  and  it  is 
only  sufficient  ss  regards  quality  but  economical  to  remove  the  object  from  the  furn 
as  soon  ss  it  has  been  thoroly  annealed,  and  to  allow  it  to  cool  in  air,  always  complet 
protected  not  only  from  rain  and  snow  but  from  sharp  drafts  of  air.  Objects  c 
taining  more  than  0.5%  of  carbon  should  cool  more  slowly  till  the  color  dies  out,  i 
at  500°  C  (932°  F),  as  for  instance  by  leaving  them  in  the  furnace.  They  may  tl 
be  removed  and  cooled  in  air.  Further,  thin  objects  containing  between  0.25  i 
0.50%  of  carbon  should  be  treated  like  those  of  0.5%  of  carbon  unless  they  can 
so  massed  together  that  their  collective  bulk  will  retard  their  cooling,  so  that  tl 
will  collectively  cool  even  in  air  with  moderate  slowness,  like  single  large  objects. 

"  To  Give  the  Greatest  Softness  and  Ductility  of  which  the  metal  is  capable,  even 
a  certain  sacrifice  of  strength  and  elastic  limit,  for  instance  for  ease  of  machining 
to  resist  a  small  number  of  severe  distortions,  the  metal  should  be  cooled  slowly,  eitl 
within  the  furnace,  or  in  the  case  of  large  objects,  under  a  cover  of  lime,  clay,  or  otl 
slow  conductor  of  heat  The  slower  the  cooling  and  the  lower  the  temperature 
which  slow  cooling  is  carried,  the  softer  and  weaker  will  the  steel  be.  But  for  in- 
cases for  which  even  unusual  softness  and  ductility  are  required,  it  suffices  to  remc 
the  object  from  the  furnace  when  it  has  become  dead  black,  and  to  cool  it  then 
forth  in  air. 

"  To  Give  Great  Tensile  Strength  and  High  Elastic  Limit  even  at  a  certain  sacrif 
of  ductility,  the  cooling  should  be  more  rapid,  the  rapidity  to  be  governed  by  1 
thickness  and  carbon  content  of  the  object  Thin  objects  and  those  with  high  carb 
content  cannot  stand  so  rapid  a  cooling  as  thick  and  low  carbon  ones,  lest  their  ductft 
be  too  far  sacrificed.  For  instance,  thick  objects  with  less  than  0.5%  of  carbon  no 
be  cooled  completely  in  air,  of  course  protected  from  rain  or  snow.  Objects  with  0.E 
of  carbon  or  more,  and  thin  objects  with  from  0.3  to  0.5%  of  carbon  may  be  cool 
in  air  if  their  cooling  is  somewhat  retarded,  as  for  instance  by  massing  them  togeth 
as  happens  in  the  case  of  rails." 

Am.  Soc.  Test.  Mat.  Specifications  Covering  Iron  and  Steel.  For  spe< 
fications  for   structural  steel   for   bridges,  nickel   steel,   refini 

WROUGHT     IRON      BARS,      GRAY      IRON      CASTINGS,      MALLEABLE      CASTINC 
WROUGHT     IRON      PLATES,     FOUNDRY     PIO      IRON,     CAST     IRON     PIPE,     A! 

wire,  see  (63). 

16.    Timber 

Definitions.  The  following  standard  names  for  structural  timber  a 
recommended  by  the  Am.  Soc.  Test.  Mat.  (63p). 

Southern  Yellow  Pine.  Under  this  heading  two  classes  of  timb 
are  used:  (1)  Long-leaf  pine,  (2)  short-leaf  pine.  It  is  understood  thi 
these  two  terms  are  descriptive  of  quality,  rather  than  of  botanical  specie 
Thus,  short-leaf  pine  woy]?}  cover  such  species  as  are  known  as  Noil 
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pine,  loblolly  pine,  and  short-leaf  pine.     Long-leaf  pine  is  de- 

of  quality,  and  if  Cuban,  short-leaf,  or  loblolly  pine  is  grown 

Mich  conditions  that  it  produces  a  large  percentage  of  hard  summer 

so  at  to  be  equivalent  to  the  wood  produced  by  the  true  long-leaf, 

be  covered  by  the  term  long-leaf  pine. 
<*las  Fib.     The  term  Douglas  fir  is  to  cover  the  timber  known  like- 
m  yellow  fir,  red  fir,  Western  fir,  Washington  fir,  Oregon  or  Puget 

fir  or  pine.  Northwest  and  West  coast  fir. 
oiwat  Pink,  to  cover  what  is  known  also  as  Red  Pine. 

x,  to  cover  Southern  or  Eastern  hemlock;  that  is,  hemlock  from 
fcutfcj  east  of  and  including  Minn. 

ffnruif  Hemlock,  to  cover  hemlock  from  the  Pacific  coast. 
sVscca,  to  cover  Eastern  spruce;  that  is,  the  spruce  timber  coming  from 
ekfts  east  of  Minn. 

Yssrsjor  Spbvcb,  to  cover  the  spruce  timber  from  the  Pacific  coast. 
W*m  Purs,  to  cover  the  timber  which  has  hitherto  been   known  as 
fete  pine,  from  Mc.,  Mich.,  Wis.  and  Minn. 

Imso  Whits  Pdoc,  the  variety  of  white  pine  from  western  Mont.,  north- 
ib  Idaho,  and  eastern  Wash. 

WnTBKM  Pins,  to  cover  the  timber  sold  as  white  pine  coming  from 
ub.,  CaL,  N.  Mex.,  Col.,  Ore.  and  Wash.  This  is  the  timber  some- 
ma  known  as  Western  Yellow  Pine,  or  Ponderosa  Pine,  or  California 
Fsile  Fine,  or  Western  White  Pine. 

Wsbtsbh  Iabch,  to  cover  the  species  of  larch  or  tamarack  from  the 
Jcky  Mountain  and  Pacific  coast  regions. 

Tamarack,  to  cover  the  timber  known  as  Tamarack,  or  Eastern  Tamarack, 
torn  States  eart  of  and  including  Minn. 

Rbbwood,  to  include  the*  California  wood  usually  known  by  that  name. 
Life  ef  Timber.  Such  trees  as  birch,  beech  and  maple  should  never  be 
sad  for  the  manufacture  of  structural  timbers,  except  as  a  temporary 
■sfrrwhift,  or  where  an  excessive  wear  requires  the  replacing  of  the  timber 
t  Aort  intervals.  Such  woods  are  of  only  3  or  4  years'  duration  under 
and  conditions.  Table  VI  gives  the  approximate  life  of  timber.  The 
tft  cohnnn  shows  the  life  of  timber  after  some  good  preservative  treat- 
The  data  is  based  upon  conditions  which  would  exist  for  railroad 


Table 

VI.- 

-Approximate  Life  of  Timbers 

Kind 

Without 

Treatment 

Years 

With 

Treatment 

Years 

)*J-«ji4 

12 
10 
8 
7 
6 
6 
5 
5 
4 
4 
4 
8 

/!■■ 

Sfecak.. ..:... 

20 

J^taHlT^ 

16 

ne» 

14 

iU»  pine. 

14 

16 

a*  oak 

20 

20 

ts*>.  ..:";::;:::^::::;::;;::::. :::.:::. ;:.::::: 

18 

suyrh-   . 

15 

Preservative  Treatments.     Timbers  of  the  more  durable  species  whe: 
bead  upon  concrete  or  stone  piers,  out  of  contact  with  the  ground,  i 


when 
in 
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many  oases  will  outlive  their  mechanical  life  without  treatment  with 
wood  preservative.  When  the  timber  comes  in  contact  with  the  groin* 
it  is  often  economical  to  use  some  one  of  the  methods  for  prolonging  i< 
life.  The  method  of  treatment  depends  upon  the  species,  and  upon  cond 
tions.  In  the  case  of  sapwood  being  present,  preservation  is  necesaai 
and  by  proper  treatment  inferior  species  and  sticks  showing  sap  can  1 
economically  used  that  would  otherwise  be  unfit.  It  should  be  noted  thi 
sapwood  does  not  weaken  the  carrying  power  of  the  piece.  Timber  I 
be  subjected  to  ground  contact  should  be  treated  by  the  full  cell  creese 
process  with  an  injection  of  10  to  12  lb  per  cu  ft.  In  this  process,  U 
timber  is  thoroly  seasoned  in  air  and  then  placed  in  a  treating  cylinder, 
vacuum  drawn,  and  the  creosote  introduced  under  a  pressure  of  125  ' 
150  lb  per  sq  in.  When  the  required  penetration  has  been  obtained,  tJ 
excess  oil  is  drained  off  and  a  vacuum  drawn  for  the  purpose  of  dryin 
Variations  of  the  method  are  to  omit  the  first  vacuum;  to  steam  the  timb 
for  further  seasoning  before  introducing  the  creosote;  and  to  steam  aft 
impregnation.  Cost  of  treating  varies  with  the  oil  specifications  and  tl 
amount  of  oil  to  be  injected.  Probably  on  a  thousand  board  feet  bas 
treatment  with  14  lb  of  creosote  per  cu  ft  would  cost  in  the  vicinity  of  $25  p 
thousand.  Where  ground  conditions  are  not  severe,  the  empty  oell  procc 
may  be  sufficient.  This  method  simply  saturates  the  cell  walls  and  i 
free  preservative  is  left  in  the  cell.  Five  to  6  lb  of  creosote  per  cu  ft  shoti 
be  sufficient.  Processes  for  the  empty  oell  treatment  vary,  immersion 
a  tank  of  the  oil  being  common.  Where  impregnation  treatments  c 
not  be  applied,  brush  application  of  hot  coal-tar  creosote  is  next  in  efficient 
The  timber  should  be  thoroly  air  seasoned  and  dry  before  applying  t 
creosote  and  season  cracks  should  be  filled.  The  temperature  of  the  creoec 
should  be  at  about  66°  C  (150°  F).  Paint  does  not  adhere  well  to  creosot 
timber. 

Planking.  The  requisites  of  good  planking  are  strength,  resistance 
mechanical  wear,  durability  and  ability  to  hold  spikes  well.  South* 
yellow  pine  makes  the  best  planking  and  should  be  used  in  preference 
other  species  when  it  can  be  economically  obtained.  White  pine,  cypre 
oak  and  redwood  are  generally  too  valuable  for  other  purposes  to  be  us 
for  planking.  Spruce  is  to  be  recommended,  and  hemlock  is  satisfacto: 
where  splintering  will  not  be  objectionable  and  where  the  structure  is  i 
subjected  to  heavy  shocks.  Hemlock  is  particularly  good  in  nail  holdJ 
qualities.     Douglas  fir  is  also  an  excellent  planking. 

Specifications  and  Grading.  For  bridge  timbers  and  planking  the  n 
terial  should  be  free  of  loose  knots,  or  knots  of  large  size.  A  small  sou 
knot  does  not  weaken  the  piece  to  any  extent,  but  such  knots  should  i 
be  present  in  large  numbers.  Rot  should  not  be  present  at  all.  Sap  sts 
called  blue  sap  rot,  is  not  objectionable  unless  the  discoloration  is  undeeiral 
as  this  rot  does  not  impair  the  strength  or  durability  of  the  wood.  Seas 
checks  or  cracks,  if  long  and  deep,  should  not  be  permitted.  Small  seal 
checks  will  be  found  in  the  ends  of  nearly  all  large  timbers.  Timbers  a 
planks  should  be  well  seasoned  and  shrunk  to  their  permanent  sue  bef 
creosoting  or  laying.  Seasoning  reduces  the  moisture  content  of  the  w< 
and  increases  tho  strength  of  the  piece.  Timbers  are  usually  sawn  fr 
the  heart  of  the  log  so  that  inclusion  of  sap  is  avoided.  Heartwood  timb 
are  preferred  because  of  the  greater  liability  of  the  sapwood  to  dee 
Where  the  timber  is  to  be  impregnated  with  creosote,  the  sapwood  n< 
not  be  excluded,  but  its  use  is  not  advisable  when  no  treatment  or  a  v 


16 


Timber 


81 


light  brush,  one  is  employed.  Standard  specifications  for  yellow 
see  bridge  and  trestle  timbers  were  adopted  in  1910  by  the  Am.  Soc. 
Test  Mat.  (63  n). 

Strength  of  Timber.    Table  VII  (8)  showB  the  working  unit  stresses  for 
structural  timber  as  given  by  the  Am.  Ry.  Eng.  Assn.     The  working  unit 
are  intended  for  railroad   bridges.      For  highway   bridges  and 
they  may  be  increased  25%. 


Tafete  YEL — Unit  Stresses  of  Timber  in  Pounds  per  Square  Inch 


Kind  of 


fia 


Kmdof 


Bending 


Ex  Li  ewe 

Fiber 

Stream 

Aver- 

Work- 

ut5- 

mste 

ing 
Strew 

6100 

1200 

6600 

1800 

6600 

1100 

4400 

900 

4800 

1000 

4200 

800 

4600 

900 

6800 

1100 

6000 

900 

4800 

900 

4200 

800 

6700 

1100 

Modulus 

of 
Elasticity 


510  000 
610  000 
480  000 
130  000 
310  000 
190  000 
220  000 
480  000 
800  000 
160  000 
800  000 
160  000 


Shearing 


Parallel 
to  the 
Grain 


Aver- 

ufS- 

mate 


690 

720 

710 

400 

600 

590* 

670 

680 

300 

500 

•    a    •    • 

840 


Work- 
ing 
Stress 


170 
180 
170 
100 
150 
ISO 
170 
160 
80 
120 

210 


Longitudinal 

Shear  in 

Beams 


Aver- 


Iti- 
mate 


270 
300 
330 
180 
170 
250 
260 
270* 

•  •  •  • 

•  •  •  • 

•  •  •  ■ 

270 


Work- 
ing 

Stress 


110 
120 
130 
70 
70 
100 
100 
100 


110 


Compression 


Perpendicular 
to  the 
Grain 


BaU 
ftai 


TJmfr. 


680 
620 
840 
290 
870 


440 
400 
840 
470 
920 


Work- 
ing 


810 
260 
170 
150 
180 
150 
220 
220 
160 
170 
280 
450 


Parallel 
to  the 
Grain 


Aver- 


Iti- 
mate 


3600 

8800 

8400 

3000 

8200 

2600* 

8200* 

8500 

8300 

8900 

2800 

8500 


Work- 
ing 


1200 
1300 
1100 
1000 
1100 

800 
1000 
1200 

900 
1100 

900 
1300 


Working 

Stresses  for 

Columns 


Length 

Under 

16  Xd 


900 
975 
825 
760 
825 
600 
750 
900 
675 
825 
675 
975 


Length  Over 
15  Xd 


1200  (1  - 
1300  (1  - 
1100  (1  - 
1000 
1100 

800 
1000 
1200 

900 
1100 

900 
1300(1- 


r«t 


timber  and  are  to  be  used  without  increasing  the  live 
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Weight  of  Timber.  Table  VIII  (8)  gives  the  weight  of  seasoned  tambc 
in  pounds  per  cubic  feet  where  the  moisture  content  is  from  16  to20^J 
Green  timber  has  a  moisture  content  of  up  to  50%. 


Table  VIII  Pounds 

Cubic  Foot 

Ash,  white-rod 40 

Cedar,  white-red 22 

Chestnut 41 

Cypress 80 

Fir,  Douglas  spruce 82 

Fir,  eastern 25 

Elm,  white 45 

Hemlock 29 

Hickory 49 

Locust 46 

Maple,  hard 48 

Maple,  white 88 

Oak,  chestnut 54 

Oak,  live 69 

Oak,  red,  black 41 

Oak,  white 46 

Pine,  Oregon 82 

Pine,  red 80 

Pine,  white 26 

Pine,  yellow,  long-leaf 44 

Pine,  yellow,  short-leaf 38 

Poplar 80 

Redwood,  California 26 

Spruce,  white,  black 27 

Walnut,  black 88 

Walnut,  white. . » 26 

17.    Structural  Stone 

Kinds.  The  most  important  stones  from  the  viewpoint  of  the  engine* 
may  be  divided  into  granite,  limestone,  sandstone  and  trap.  Marble  shoul 
also  be  included,  altho  it  really  comes  under  limestone. 

Classification.  Stone  may  be  classified  according  to  geological  posit ioi 
chemical  composition,  and  physical  structure.     See  Sect.  3. 

Compressive  Strength  and  Weight.  These  values  vary  widely  for  th 
same  material,  depending  upon  methods  of  testing,  and  quality  of  tb 
stone.  Table  IX  (36)  gives  average  values.  For  further  data  see  (I),  (1C 
and  (27). 

Table  IX 


Kind 

Poundsper 
Cubic  Foot 

Specific 
Gravity 

Ultimate 

Compression 

Pounds  per 

Square  Inch 

Granite 

170 
170 
160 
170 
185 

2.72 
2.72 
2.40 
2.72 
2.96 

15  000 

Limestone 

6000 

Sandiftone  t  .„.,.., .    ,,.,.,...,., 

8  000 

Marble 

10  000 

Trap 

20  0OO 

mitb  ia  the  strongest  and  most  durable  of  the  building  stones.    It  may  t 
i  with  ease,  although  it  is  hard  to  work.    It  is  used  for  foundations,  building 
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to  aooM  degree  for  decorative  purposes.  Limestone  is  found  in  many  colon 
«si  ■  sad  far  decorative  purpose!  as  well  as  for  nearly  all  purposes  of  construction. 
Th  saw  may  be  soft  when  first  quarried,  but  seasons  on  being  exposed.  Many  of 
fa  liisliinn  are  easily  worked  and  are  of  fair  durability.  Sandstone  is  composed 
***>  of  qosrtx  cemented  together.  The.  harder  varieties  make  good  building  stone, 
lusuaa  limestone  which  is  crystalline  in  structure  and  takes  a  good  polish.  There 
a*  any  colors  which  make  it  an  excellent  stone  for  decorative  purposes.  Trap 
si  testa  reek  found  in  certain  localities,  die  best  known  being  the  New  York  Pali- 
sea.  It  b  wy  bard  to  work,  being  used  mostly  for  road  construction. 
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ROCKS 

1.    Rock-Forming  Minerals 

A  mineral  is  an  inorganic  chemical  compound,  or  rarely 
possessing  characteristic  physical  properties,  such  as  crystal  form, 
and  behavior  with  light,  electricity  and  heat.  A  rock  is  any 
total  or  aggregate  of  minerals  which  forms  an  essential  part  of  the  earth. 
Lftrt  must  therefore  appear  in  relatively  large  amounts.  Each  species 
V*"*  should  be  so  established  as  to  be  fairly  uniform  in  texture  and 
fe^l  composition,  but  variability  in  both  is  always  to  be  expected. 
*J*>  of  rock  often  shade  insensibly  into  one  another. 
**kt  an  Classified  into  three  great  groups:  igneous,  sedimentary  and 
****phic    The  IGNBOU9  rocks  have  crystallized  from  a  highly  heated, 
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molten  state,  illustrated  by  the  lava  streams  of  volcanos.  The  sedimi 
tart  rocks  embrace:  (1)  rocks  formed  of  fragments  of  older  rocks;  (2)  i 
mains  of  living  organisms,  and  (3)  precipitates  from  solution  in  the  f 
cases  where  they  are  abundant  enough  to  be  an  essential  part  of  the  ear 
The  metamobphic  ro^ks  are  those  igneous  and  sedimentary  originals  whi 
have  undergone  such  serious  changes  from  geological  processes  as  to  ha 
their  original  characters  disguised.  Doubt  may  arise  as  to  what  ik 
once  were,  so  that  they  are  advantageously  grouped  by  themselves. 

The  Minerals  of  the  Igneous  Rocks.  The  chemical  compounds  wh 
most  frequently  appear  in  the  minerals  of  the  igneous  rocks  are,  in  ord 
silicates,  oxides,  sulphides  and  one  phosphate.  The  silicates  are  practice 
all  salts  of  the  following  three  silicic  acids:  H^SiO*,  H^SijOe,  and  H&i* 
Since  silica,  SiO*,  is  the  acid  radical  of  each,  those  igneous  rocks  wfa 
have  a  high  percentage  of  silica,  66  to  80,  are  called  acidic;  while  th 
which  are  low,  30  to  50,  are  called  basic,  because  the  bases  are  relatrv 
abundant;  intermediate  percentages,  50  to  65,  embrace  the  medium  roc 
The  gross  composition  of  the  outer  rocky  crust  of  the  earth,  as  estima 
by  F.  W.  Clarke,  Chief  Chemist,  U.  S.  Geol.  Survey,  and  as  given  un 
A,  Table  I,  is  that  of  a  medium  igneous  rock.  The  average  compoeil 
calculated  from  many  thousands  of  analyses  of  igneous  rocks  by  H. 
Washington,  of  the  U.  S.  Geol.  Survey,  and  as  given  under  B,  in  Tabl 
is  practically  the  same: 

Table  I. — Average  Chemical  Composition  of  Rocks 


SiOs.. 
AliO.. 
FetOi. 


59.85 

14.87 

2.68 


B 


58.24 

15.80 

8.83 


FeO.  ., 
MgO.. 
CaO. ., 


8.35 
3.77 
4.81 


B 


8.87 
8.84 
5.22 


NasO. 
KsO.. 
EM).., 


8.29 
8.02 
2.06 


3. 
3. 
1. 


The  rock-forming  silicates  which  are  highest  in  silica  are  ortho 
with  64.7%,  and  albite  with  68.6%.      No  igneous  rock  could    then 

exceed  68.6%  silica  without  containing  free  silica. 

acidic  rocks,  therefore,  often  contain   free  siliea,    cr> 

lized  as  quartz. 
Quarts.    (Sp.  Gr.  2.65)  Composition,  SiOi.    When  crystal 

quarts  occurs  in  double  six-sided  pyramids,  ss  in  Fig.   1; 

corroded  portions  of  the  same;   or  in  irregular  individuals.  '  i 

less,  smoky,   pale    blue,   or    milky 

white.    Glassy  in  appearance.    No 

cleavage.     Not   scratched    with   a 

knife.     In  light  colored  rocks  with 

abundant  feldspar.  Prismatic  quarts 

does    not   appear    in   the    igneous 

rocks;  only  in  veins  deposited  from 

solution. 

Feldspars  are  the  most  abundant 

and  important  components  of  igneous  rocks.    They 

are  divisible  into  two  great  varieties,  orthodase  and 

plagiodase. 

Orthodase.     (Sp.  Gr.  2.57)  Composition,  KAlSbOs, 

also  written  by  doubling,  so  as  to   represent   the   components ~««xio 

analysis:    KtO,  AM)*  6SiO«;    SiOt,  64.7%;   AUOj,  18.4%;   KtO,  16.9%.        x< 
extent  NatO  replaces  the  KsO.     Crystal  forms,  as  in  Figs.  2  and  3;  alao  in  oo 


Fig.  1.    Quarts 


R3 


/^ 


Fig.  2. 
Orthodase 


Ft*,  a. 


bad! 
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I  at  ■  rifht  angle,  on*  pearly.     Other  feature*  irregular.     Only 
y  hard  steel.     Chiefly  in  Ufht  colored  rocks,  oi  which  it  may  be  tin 
'  ~"     id  SiO.  to  kaoUnlta,  2Hrf»t  AWH  tOOh 


Table  IL — Composition  of  Plaljoclaae  Paldapaca 

SiOi 

AfcOi 

CO 

NeeO 

mnc 

ts.a 

«6.T 
67 .8 
41. 1 

ib.s 

21.4 
£7.1 
M.B 

9.0 

Z0.1 

a  implies,  ■. 

if  at  a  visibly  oblique  angle;  one  cleavage 

.   1  with  One  parallel  ■tristions  M  Fig.  4)  which 

aayaaaani  a  pad  |naa  lor  identification  and  which  is  the  chief  dktino- 
■ea  bwa  rrttiiiilaai  Other  [nseturea  irregular.  Only  acratched  with 
">  herd  sweL  In  both  Ucht  and  dark  colored  rocks.  Altera  to 
•"Sea*  by  Isat  of  NsiO;  labradorit*  and  anorthita  yield  caldta  aa 
**-  **,  the  olarjorJaaea  an  valuable  eomponenta  of  water-bound 
*"■'■■■  tar  acidic  ones  on  weathering  develop  eoUoldal  kaollnite  lot 
»•  toad;  the  basic  onaa  ykdd  in  addition  ealeHa,  llkewk*  nod  (or  the 
■"■*•    Tie  beat  rocka  for  macadam  oontain  iabradorKe. 

Tb.  atkaa  (So.  Or.  2. TO  to  3.00)  onmrttuita  a  (roup  of  mineral,  all 
■**■=  by  •  perfect  cleavage  along  which  they  aplit  Into  leavaa  of 
aiaaaiB  Maaara,     They  are  ail  salts  of  HiSiO,,  and  an  varying  mii- 
■aw  -  UiSO*  rlAISiOi.  MguU.,  SSiO*  MgiFe,  and  SSiOt.     Sodium  and  calcium 
■ear  fail  or  are  vary  subordinate  In  the  mkaa.     The  light  colored  micas,  contaJn- 
"■  •hasty  KAISIO,  and  HAlSiOt,  are  called  uubcovith,  or  sometimes  potaah  mica. 
Tbay  an  rJoaaly  related  to  orthodase  in  composition-     The  dark  colored 

•times  magneria    mien.     When    well   rryatallixed,  both  mueeorite 
biotilahara  the  farm  of  aotaawhwt  IrragiUar  hwngonal  prisma.     They 
mora  frequently  appear  m   Irregular  acalea  and 
da.     MuacoTita    ii  colorlfee,  gray  or  pale  rree 
ha  la  deep   brown,  green  or  Mark.      Both  a 
trhed  by  the  thumb-nail  or  with  a  copper  coi 
•eortta   a*  an   original   mineral  is  limited  to  t 
itoaamong  the  Igneoui  rocks.     BligMM  may  appe 
meant  rocks  of  all  com  positions.     The  alteration  of 
■aflat  under  thermal  waters  often  produces  flue, 
y  serondaiy  muecortto,  sailed  aerid  to.     The  micas 


apery  natnn  of  their  cleavage  flakes.     They  prove: 
H  amount,  their  influence  1*  slight. 
(So.  Gr.  3.10  to  3.50)  an  all  aala  of  HiSlOi.  and  i 


effective  bond. 
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Pig.  7. 

Amphibole, 
Hornblende 


Fig.  8 


in  the  rocks  used  for  macadam  are  chiefly  the  complex  silkates  known  aa  augite. 
pyroxenes  crystallize  in  forms  like  Figs.  6  and  6  and  develop  eight-aided 
are  also  in  irregular  individuals.    They  all  have  a  prismatic  cleavage  with 
meeting  nearly  at  a  right  angle,  87°  to  93°.    Colors:  green,  brown,  or  black.     Scrat 
with  a  knife.     While  the  pyroxenes  do  not  entirely  fail  in  the  acidic  rocks, 
much  more  prominent  in  the  medium  rocks,  and  reach  a  predominant  point 
basic    They  are  valuable  components  of  macadam,  because  they  withstand 
fairly  well,  and  afford,  on  weathering,  calcite,  hydrates  of  iron,  and  a  hydmted 
of  magnesium  and  iron,  called  chlorite,  which  presumably  has  colloidal 

The  Amphibole*  (Sp.  Gr.  2.90  to  8.50)  are  all  salts  of  HjSiOj,  and  are  closely 
with  the  pyroxenes  in  composition.    They  differ  from  them  in  crystal  form,  as 

by  Fig.  7,  being  usually  six-sided  prisms.  They  also  appear  in 
regular  individuals.  They  all  have  prismatic  cleavage,  with  pla 
meeting  at  nearly  120°  (124°-56°).  See  Fig.  8.  This  contrast 
the  angle  of  cleavages  with  the  nearly  90°  of  the  pyroxenes  is  the  01 
way  of  distinguishing  the  minerals  in  the  hand  specimen.  Cok 
green,  brown  and  black;  most  often  black.  Scratched  by  a  knife.  1 
dark  amphibole  of  complex  composition,  corresponding 
to  augite  among  the  pyroxenes,  is  called  hornblende. 
The  amphiboles,  chiefly  the  variety  hornblende,  appear 
in  igneous  rocks  of  all  compositions,  but  they  are  least 
frequent  in  the  basalts.  Amphiboles  are  valuable  com- 
ponents of  macadam,  and  are  extremely  tough.  They 
weather  as  do  the  pyroxenes. 

.  Olivine  (Sp.  Gr.  3.30  to  3.60),  the  only  remaining 
mineral  of  the  first  order  of  importance  in  the  igneous 
rocks,  is  a  salt  of  H«SiO<f  the  bases  being  magnesia 
and  ferrous  iron,  in  varying  proportions.  Irregular  individuals  are  more  common  tl 
shaped  crystals.  Color,  olive  green.  No  good  cleavage.  Only  scratched  with  a  i 
Olivine  appears  in  the  basic  rocks,  and  in  them  is  a  characteristic  and  widespn 
component. 

Many  Minor  Silicates  are  found  in  the  igneous  rocks,  of  which  only  a  few  nat 
will  be  given.  The  group  of  the  feldspathoids,  embracing  minerals  related  to  : 
feldspars,  embraces  nephelite  leucite  and  melilite.  Their  rocks  are  too  rare  to 
described  in  a  work  for  engineers.  There  are  some  silicates  which  are  microseo 
and  widely  distributed,  such  as  zircon,  titanite  and  garnet. 

Magnetite,  FeO,FesOi,  is  a  black,  opaque,  heavy  mineral,  which  in  small  irregi 
individuals  seldom  fails  in  any  igneous  rock,  but  is  rarely  in  quantity  deserving  serf 
attention.  It  may  be  tntercrystallized  with,  or  associated  with,  Qmenite,  FeO,T 
and  is  then  described  as  titaniferous  magnetite.  The  sulphides,  pyrite,  FeSi,  i 
pyrrhotite,  FerS*,  are  also  widespread  in  small  particles.  By  oxidizing  they  devt 
ferric  hydrate  and  may  help  the  bond. 

Apatite,  the  phosphate  and  chloride  of  lime,  is  a  minute  component  of  every  fc 
of  igneous  rock,  but  in  such  small  quantities  as  to  be  negligible. 

No  other  minerals,  original  in  the  igneous  rocks,  merit  serious  attention  from  hi 
way  engineers,  altho  there  are  of  course  a  large  number  of  rare  components. 

The  Minerals  of  the  Sedimentary  Rocks.  When  the  igneous  rooks  < 
integrate,  they  contribute  their  undecomposed  minerals  and  their  altera! 
products  to  the  sedimentary.  Quartz,  which  is  very  resistant  to  chai 
is,  therefore  found  as  the  commonest  mineral  in  the  fragmental  sedimei 
With  it  are  associated  feldspars,  and  to  a  far  less  degree  the  dark  silica 
The  feldspars  undergo  alteration  by  the  loss  of  their  alkalies  or  alka 
earth,  so  that  kaolinite,  2H20,  A1203,  2Si02,  results,  and  at  times,  free  sil 
The  darkest  silicates  change  to  chlorite,  2H2Ot  2MgO,  (Al208f  Fe»Oj)  S 
a  green  scaly  mineral.  The  basic  feldspars  and  the  calcareous  pyroxc 
and  amphiboles  yield  calcite.  No  further  descriptions  need  be  givei 
quartz,  the  feldspars,  and  the  other  minerals  which  while  still  undecompc 
enter  the  sediments.  They  appear  in  irregular  grains,  but  are  othen 
like  the  components  of  igneous  rocks. 
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(So.  Gr.  2.40  to  2.60).  Composition,  2HsO,AlsOfc2SiO»:  SiO*  46.60%; 
4JA.  39.57%;  HjO.  13.93%.  When  pure,,  it  is  found  in  minute  white  scales;  soft; 
i;  plastic.  It  is  often  mixed  with  comminuted  quartz,  forming  kaolin.  The 
>  seldom  seen  by  itself,  but  enters  into  the  muds  and  finer  sediments  which 
•tfil  water.  See  Art.  8- 
list  tad  Chert  are  forms  of  silica,  SiOt,  precipitated  from  solution.  They  are 
esa^ehnost  glassy  in  appearance,  harder  than  steel,  and  break  with  a  curving  fracture. 
Uqr  seem*  cither  as  rounded  nodules,  flint,  or  as  very  irregular  streaks  and  massm, 
tast,  asatfly  in  limestone  or  chalk.  They  differ  from  quartz  in  not  being  definitely 
trjOfiee,  never  snowing  any  crystal  form.  Color:  black,  reddish,  or  shades  of 
any.  Flint  sad  chert  occur  in  enormous  amount  in  many  limestone  formations,  usu- 
the  rock  useless  for  building  or  cement-making  purposes.  When  the 
weathers  out,  the  flint  remains,  forming  beds.  Flint  is  sometimes 
lead  metal,  but  its  very  low  cementing  value  and  habit  of  breaking  with  hard 
are  against  its  use. 
(So.  Gr.  2.70).  Composition,  CaCOs;  CaO,  56%;  COi,  44%.  It  is  often 
mingled  with  MgCOi;  easily  scratched;  cleaves  in  rhombohedrons;  white, 
MrisX  brownish;  effervesces  with  nearly  all  acids,  especially  when  powdered.  Caldte 
■  the  bans  of  limestones  and  is  a  widespread  and  important  mineral.  Because  of  its 
*■/  satabflity  and  redeposition,  calcite  supplies  a  valuable  bond  in  macadam. 

Mi  milt  (Sp,  Gr.  2.80  to  2.90).  Composition,  CaCOt,MgCOs:  CaO,  30.43%; 
HjG, 21.72%;  CO*  47.85%:  CaCO*  54.35%;  MgCO>,  45.65%.  It  is  a  little  harder 
**»  osteite,  winch  it  otherwise  closely  resembles.  Cleaves  in  rhombohedrons.  Color: 
****.  pink,  pearly.  Effervesces  with  hot  acid.  Powder  is  more  easily  affected  than 
■W  pises*,  Dolomite  often  constitutes  entire  strata,  but  all  transitions  from  pure 
•Scat  to  pore  dolomite  are  found.  The  feeble  or  hot  effervescence  is  the  best  dis- 
fectian.  In  marariawi  it  supplies  a  bond,  much  as  does  caldte. 
n  tie  sedimentary  rocks,  we  also  find  gypsum,  anhydrite,  rock-salt,  coal,  and 
forms  of  sQiea  or  hydrated  silica  other  than  quarts,  etc,  but  none  of  these 
important  in  highway  work. 
Minerals  of  the  Metamorphic  Rocks.  With  the  possible  exception  of 
■fane,  all  the  minerals  of  the' igneous  rocks  and  also  the  kaolinite,  calcite 
■d  dolomite  of  the  sedimentaries  appear  in  the  metamorphic  rocks.  There 
*t  tiso  some  additional  silicates  as  follows: 
tenet  (Sp.  Gr.  8.00  to  4.00)  is  really  a  group  of  minerals  of  which  almandite,  8FeO, 
*Ufc£S0*  is  characteristic  of  the  gneisses  and  schists;  and  grossularite,  8CaO, 
jUUaOi,  of  the  crystalline  limestones.  Very  hard,  not  scratched  with  steel, 
w,  red  and  brown.  Often  well  crystallized.  Of  small  importance  in  macadam 
■owe  of  its  rarity. 
Qsaiie  (So.  Gr.  2.60  to  2.80)  is  really  the  name  of  a  group  of  hydrated  silicates 
■■anesfaim,  aluminum  and  ferric  iron.  Two  common  molecules  are  2HsO,2MgO, 
JJ^SOfc  and  2HsO^MgO,Fes03,SiOs.  Chlorite  is  green,  often  scaly,  soft,  and  is 
■tartaarj  attention  product  of  pyroxenes,  amphiboles  and  biotite. 

teBtahne,  2HxO,3Mg0.2SiOi,  sometimes  with  FeO  replacing  part  of  the  MgO. 
«*=.  ted  or  brown;  massive  to  fibrous;  soapy  to  the  feel.  Its  hardness  varies  from 
*r  toft  to  a  grade  scratched  with  difficulty  with  a  knife.  Derived  from  olivine  and 
■J  temwnacnesian  pyroxenes  and  amphiboles  by  alteration  which  is  believed  to 
■he*  ojrfte  far  below  the  earth's  surface.  Both  chlorite  and  serpentine  are 
~er  wear,  and  powder  to  a  slippery  mass,  as  do  all  richly  magnesian 

the  minerals  mentioned  there  are  a  large  aeries  of  others  such  as  epidote, 
andaluaite,  sfflimanite,  cyanite  and  scapoltte,  which,  while  not  infrequent  in 
rocks,  are  not  sufficiently  general  to  deserve  mention. 

2.    Igneous  Rocks 

of  a  rock  means  the  relative  sizes  of  the  component  grains  or 
When  the  crystals  are  visible  to  the  naked  eye,  and  all  of  about 
-      — .  the  texture  is  called  granitoid,  because  characteristically  illus- 
*«*b  by  common  granite.    A  synonym  is  granular.     The  granitoid  to"** 
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varies  from  extremely  coarse  in  the  pegmatites,  to  fine  grained  varietie 
The  crystals  are  about  the  same  siie,  about  as  long  as  broad,  and  usuall 
shapeless  and  irregular-     When  granitoid  texture  becomes  so  tine  that  tl 
unaided  eye  cannot  detect  the  individual  components,  and  can  only  recogni) 
a  fine  grained  mass,  the  texture  is  called  PELemc.     The  microscope  shov 
that  felsitic  rocks  have  the  same  minerals  as  the  coarser  igneous  rock 
but  they  become  extremely  small.     Felsitic  texture  results  from  a  quit 
cooling  of  the  molten  magma,  while  the  granitoid  is  the  product  of  ver 
slow  cooling  at  great  depth  beneath  the  surface.     Often  after  oommencm 
to  crystallize  in  depth  and  under  heavy  pressure,  and  producing  o  cm 
of  large,  well  formed  crystals  of  feldspars,  quarts  and  dark  silicates  wliic 
■wim  in  the  still  fluid  mass,  the  magma  is  forced  upward  to  or  toward  tl 
surface  and  finally  solidifies  quickly  under  slight  pre 
sure.    The  older,  larger  crystals  are  thus  caught  in 
felsitic  mass.     The  texture  is  then  called  pohph  mini 
The  large  crystals  are  called  phenogrtbtb,  or  vioibl 
crystals.    The  felsitio  portion  is  called  the  ground-mai 
(see  Fig.  9).     Even  in  coarse  granitoid  rocks,  feldspeu 
may  grow  exceptionally  large,  and  give  a  porphyria 
aspect  to  the  rock,  which  may  then  be  called  poi 
phyritic  granite,  or  granite  porphyry.    In  the  ver 
Fig .  9.    Rhyollte         quick  chill  of  the  eruptive  rock,  even  volcanic  OLas 
Porphyry  may  be  formed,  entirely  analogous  to  blast  furaac 

slag.  The  glass  may  contain  pbenocrysts  washed  u 
from  depth,  giving  a  porphyritic  rock,  with  glassy  ground-mass.  Shoul 
the  eruptive  outbreak  be  explosive,  both  solid  and  molten  rooks  are  blow 
to  fragments,  and  distributed  over  wide  areas,  giving 
fra omental  igneous  rocks.  The  following  five  text- 
ures are  important:  glassy,  felsitio,  porphyritic,  grani- 
toid, and  fragments!. 

Igneous  rocks  depend  for  bono  upon  the  aasanssf  of  inter- 
locking of  component  crystals  (sea  Fix.  10),  a  itretmth  such 
as  I*  derived  in  carpentry  from  dovetailing.  Sedimentary 
rocks  depend  for  bond  upon  the  quality  and  arrangement  of 
■  cementing  materiel  distributed  between  and  among  the 
trains.    No  such  material  exists  in  igneous  racks.    In  Fig.  11, 

the  trains  are  shaded,  the  cement  is  shows  in  black,  and  the      ^  .7"  -__  __  .. 
voids  or  pore,  in  white.  »» 10"  g"?  G™H 

Igneous   Rock*    are    CIssaifled   according  to  their 

composition  and  texture.    Rooks  having  about  th 

same  chemical  and  mineralogical  composition  con 

stitute  a  family  .     Within  each  family,  the  rocks  ar 

_  named  according  to  their  texture.     Table  III  present 

"  a  condensed  statement  of  the  most  important  familie 

of  igneous  rocks.     The  families   are    arranged    fron 

left  to  right  in  the  order  of  acidity,  and  the  averse 

silica  content  of  each  is  expressed  in  percentages  a 

the  bottom  of  each  column.    The  textures  are  ar 

Fig.  11.    Sedimentary       ranged  from  top  to  bottom,  in  order,  from  glassy  ti 

Hoclt  fragments!.      No  exact  classification  can  be  assigns 

to  a  glass,  because  by  definition,  no  minerals  havi 

formed.     It  is  enough   to  classify  them   as  arid   or   basic   glasses.     Thi 

-rental  texture  is1  likewise  a  special  ease,  for  the  particles  Mown  out  an 

Ives  of  very  variable  texture,  tho  usually  felsitic  or  glassy.    Thi 
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'  txturea  from  felaitic  to  granitoid  compose  an  unbroken  series,  eac 

ding  insensibly  into  the  next  succeeding  type- 
ification  of  Igneous  Rocks  by  Use  of  Table  HI:  Examine  the  roc 
olio  wing  steps:  (1)  Note  its  texture:  glossy  or  crystalline;  tl 
I  or  absence  of  ground-mass.  (2)  Determine  its  minerals;  (a)  tl 
it  feldspar,  (b)  presence  or  alwence  of  quarts,  (c)  the  chief  dai 
biutite.  hornblende,  pyroxene  or  olivine.  The  texture  places 
>f  the  horizontal  columns,  in  Table  III,  and  the  mineral  contei 
ies  the  family,  see  vertical  column,  to  which  it  belongs.  (3)  Nan 
:,  denoting  both  its  texture  and  composition,  as  Rhyolite  Porphyr 
etc.  For  discussion  of  diabase,  trap,  see  Art  2.  (4)  Now  look  fi 
■oducts,  kaolin,  chlorite,  rust  stains,  etc,  and  for  any  structural  weal 
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al  Associations  that  aid  in  determining  igneous  rocks: 

lie  Is  very  rare  in  granites  and  quarts  diurit*».     A  dark,  rod-shaped  ujlici 

jrobably  hornblende 

n  blende  Is  tar  more  common  than  sur  te  in  the  light  colored  rocks  general! 

ins  never  occurs  in  tbe  same  rock  with  quarts.     A  greenish  mineral  so  press 

-obably  epidote,  sn  alteration  product  or  metamorphic  miners]. 

ite  may  occur  in  any  and  all  igneous  rocks,  its  presence  does  not  determi 

rock.     It  is  probably  most  richly  abundant  in  the  dioritea. 

rthoclaae  in  a  rock  is  pink,  all  the  orthodase  will  commonly  be  pink.     T 

4  feldspar  associated  is  probably  plagiodnsB. 

■thoclsse  is  white,  sli  the  orthodsse  will  be  white,  ss  well  as  the  plagEodai 

it  difficulty  is  encountered  in  distinguishing  tbe  feldspars,  and  naming  them 

rence  of  Igneous  Socks.  All  magma,  or  molten  rock  solutia 
e  from  unknown  depths  in  the  earth's  interior,  and  must  (1)  eitt 
,e  surface,  forming  surface  flows  and  ash  beds,  or  (2)  lodge  Bon 
i  the  earth's  crust  in  some  fissure  or  cavity.  Rocks  of  type  (1)  i 
xthubive  or  volcanic  and  those  of    type  (2)  are  nrracsr™ 

PLUTONIC.         The      T* 


cks,  conducing  toward 
From  these  larger  msi 
long  natural  planes  of  wi 
ire  parallel  to  the 

ectlon.     If  a?T 


A*?  Igneoos  Bocks  &* 


to  near  the  surface,  it  may  puah  up  tho  overlying  strata  in  a  dome- 
■»  waft.  Tht  igneous*  mia  would  rudely  resemble  a.  plano-convex  lens,  lying  on 
nfchuv  It  ■  catted  a\  laccolith.  The  Henry  Mountains,  of  Utah,  and  the  Ortiz 
Ifarfiha  of  New  Mexico  are  examples  of  laccoliths,  of  which  there  are  a  number  in 
frssntanooi  West.  Thru  a  dike,  or  thru  a  circular  vertical  pipe-like  opening  in  the 
*>u.taii nay  reach  the  surface.  That  which  wells  out  and  runs  on  the  surface  is  a 
ufwuw.  Gases  escaping  violently  from  the  magma,  as  pressure  is  released,  may 
•Kipta*  amounts  of  fragmental  rock,  both  of  lava  itself  and  of  the  country  rock 
InifcidkBrins.  Those  ejected  fragments  fall  to  earth,  the  heavier  blocks  near  the 
"A.  start  they  build  a  volcanic  cone  around  the  opening.  The  finer  partides  fall 
fcuwssay,  often  very  many  mfles  distant;  they  often  form  beds  of  vast  extent,  and 
a  pass  are  osed  as  road  metaL  They  form  dndery,  dusty  roads  when  dry,  and 
■■Wyows  when  wet. 


D*  Glasses  are  seldom  important  to  the  highway  engineer  because  of  their  limited 
■Niiiiaui  They  often  appear  as  layers  of  variable  thickness,  with  clay  or  ash  part- 
ha,  there  later  eruptions  have  poured  out  upon  older  flows.  They  are  much  split 
***  jamfsd  fartieaDy.  Sometimes  dense  and  glassy,  called  obsidian.  Or  the  mass 
**J  km  been  blown  full  of  small  bubble-holes  by  expanding  gases  when  the  mass 
Vaunt  These  are  called  pumice  when  the  bubbles  are  very  small,  forming  a  light 
**-ff*u\  and  ■eoria  when  the  vesicles  are  coarse  and  thick-walled.  Pumice  is  more 
ssasjB  is  acid  rocks,  scoria  in  basic  rocks.  The  rocks  are  unsatisfactory  as  road 
assL  Obskhsns  break  into  knife-sharp  chips,  harder  than  steel,  and  with  no  eement- 
kfnbft.  The  veskniar  rocks  are  of  light  weight  and  great  porosity.  Under  traffic, 
%ke*  down  farto  a  dust  which  is  irritating  when  dry,  and,  especially  in  basic 
**un,  very  sticky  and  red  whan  wet.  They  are  used,  however,  in  certain  volcanic 
ftJuateresdinetaL 

lit  ttiyofite-Granite  Family  (Sp.  Gr.  2.50  to  2.60).  Rhyolitb  felsitbs 
^  roBJuiius  are  usually  light  colored  massive  rocks.  The  ground-mass 
■  tagauy  too  fine  grained  to  analyse  with  the  naked  eye,  but  phenocrysts 
«*  orthoclase  and  quarta  are  commonly  present.  The  ferro-magnesian 
■■was*  are  generally  few  and  small,  with  biotite  commoner  than  hornblende. 
"*9  quarU  and  orthoclase  phenocrysts  are  abundant,  the  rock  is  called 
*****  Porphyry  (see  Fig.  11).  Weathering:  Fresh  rock  is  very  resistant 
*  weathering.  Yields  kaolin  and  quartz  stained  with  iron  oxides.  Oc- 
**«;  Common  in  the  mountainous  West,  the  Black  Hills,  Yellowstone 
ta.  Uadville,  Colo.  Rhyolite  tuffs  are  quarried  for  building  stone  along 
**  front  Range  of  Colorado. 

fanHtf  (Sp.  Gr.  2.55  to  2.86)  are  the  commonest  of  the  igneous  rocks, 
fay  are  usually  evenly  and  equally  crystalline.     The  crystals  are  quite 
*H*fesj  because  of  mutual  interference  while  form- 
ic from  the  magma.     Often  the  larger  orthoclase 
"7*4*  approach  a  definite  shape,  and  then  the 
**k  ■  norphyritic.    If  the  magma  was  fairly  mo- 
°*feas  during  crystallisation,  the  crystals  fit  them- 
■•wji  into  each  other  in  an  interlocking  dovetailed 
•Jttture  (see  Fig.  10).     The  quarts  is  the  last 
**oal  to  crystallise,  and  so  assumes  the  most 
J"""**  form  of  all,  filling  the  interstices  between 
mother  crystals,  and  binding  the  mass  together. 
^■haiea  there  is  movement  of  the  magma  during    r     T 
«•*!  phases  of  crystallisation.     This  streaming   pjg.  13.     Granite,   Poorly 
Maoesa  banded  appearance  like  gneiss.     The     Interlocked  and  Gneissoid 
and  hornblende  in  such  a  rock  tends  to  lie  in 

The  crystals  do  not  interlock  so  perfectly  (see  Fig.  13).      The 
of  a  granite  depends  more  upon  the  degree  of  interlocking  than  upon 
fequlftias  of  the  minerals  contained.    A  granite  like  Fig.  13  Westchesf"- 
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Granite,  N.  Y.,  or  Yonkere  Gneiss,  N.  Y.,  would  be  quite  unfit  for  pai 
blocks  or  macadam,  tho  selected  material  is  good  for  building  purpo 
Streaks  of  pegmatites  are  common  in  the  granite  of  some  regions.  R 
of  this  type  is  usually  rejected  for  building  purposes.  Biotite  is  the  o 
monest  dark  mineral.  Hornblende  increases  in  the  darker  gray  grani 
Muscovite  is  common  in  the  lighter  colored  varieties.  Small  amounts  of 
micas  do  no  harm,  but  the  rock  is  weakened  structurally  by  larger  amou 
or  by  the  arrangement  of  the  micas  into  layers  or  laminae  in  gneia 
varieties.  Weathering:  Quarts  expands  and  contracts  under  tempera 
changes  twice  as  much  as  does  orthoclase.  The  sutures  of  a  poorly  in 
locked  rock  will  open  up  and  admit  water  whose  freezing  aids  disinte 
tion.  Orthoclase  is  softer  than  quarts,  so  that  under  abrasion  the  ! 
keeps  a  rough  surface.  Orthoclase  alters  readily  to  kaolin  or  clay.  ( 
fresh  unaltered  granite  should  be  used.  Oocurs  in  large  masses,  bU 
"and  batholiths.     See  Art.  19. 

Pegmatites  are  usually  dikes  of  giant  granite.  Escaping  solutions  from  the  i 
magmatic  bodies  penetrate  the  country  rock  and  there  precipitate  the  mineral  m 
brought  up  in  solution,  forming  quite  the  largest  crystals  known  in  igneous  n 
These  mssswi  are  well  interlocked,  but  the  cleavage  of  the  large  crystal  manwi  ret 
them  too  weak  structurally  to  be  of  use.  Occasionally  they  are  used  for  con 
aggregate,  in  regions  of  unsuitable  rocks.  This  is  done  at  Waterbury,  Conn.,  b 
eluding  the  very  micaceous  parts  of  the  dike.  Occurrence:  Common  in  ancient 
talline  metamorphic  regions,  such  as  the  older  Appalachian  Province  and  the 
England  Highland,  and  the  old  crystallines  of  the  far  West. 

Trachyte-Syenite  Family  (Sp.  Gr.  2.27  to  2.66).  These  rocks  are  rather  un 
so  that  the  highway  engineer  has  little  cause  for  studying  them.  The  typical  tree 
resemble  the  rhyolites,  but  lack  free  quarts.  Orthoclase  is  dominant,  often  camp 
almost  the  entire  rock.  These  are  the  most  add  trachytes  known;  SiOt,  66%. 
increase  in  hornblende  and  pyroxene,  they  grade  toward  rocks  as  basic  as  the  be 
and  as  dark  in  color.  Weathering:  As  in  all  porphyritic  rocks,  the  phenocryBts  i 
times  weather  before  the  ground-mass  shows  much  alteration.  Usually  both 
together.  More  kaolin  and  less  quarts  result  from  weathering  than  is  the  csuk 
the  rhyolites.  Occurrence:  As  surface  flows,  trachytes  occur  in  the  Black 
Custer  County,  Colo.,  and  Crasy  Mountains,  Mont 

The  Syenites  resemble  the  granites,  but  are  somewhat  more  friable,  i^Ving  qp 
Orthoclase  is  dominant,  but  acid  plagioclase  is  almost  always  present.  With  im 
of  plagioclase,  the  syenites  grade  into  the  diorites.  Hornblende  is  the  most  eox 
dark  mineral,  but  biotite  is  also  often  present.  Pyroxene  appears  in  the  darker 
ties,  but  pyroxene-rich  syenites  are  rare.  Unweathered  syenite  with  well  interi 
crystals  makes  excellent  structural  material,  concrete  aggregate  and  good  ma\ci 
less  favorable  for  paving  blocks.  Weathering:  Feldspars  alter  to  kaolin,  hornl 
to  chlorite,  but  weathering  is  slow  if  the  quarried  rock  is  fresh.  Occurrence:  A 
boss  near  Montreal,  Canada,  and  large  dikes  and  knobs  near  little  Rock,  Ark. 
Highwood  Mountains,  Montana,  yield  the  most  notable  examples,  but  many  m 
dikes  are  known. 

Dadte-Quartz-Diorite  Family  (Sp.  Gr.  2.60  to  2.60).  The  dacites  reeemb 
rhyolites,  except  that  the  plagiodase  is  the  dominant,  often  the  only,  feldspar, 
biotite  and  hornblende  are  usually  developed  than  in  the  rhyolites.  The  ides 
tion  of  the  rock  depends  upon  the  determination  of  the  feldspar,  and  this  is  on] 
sible  if  phenocrysts  are  present.  Texture  is  felsitic  to  porphyritic  often  oell« 
surface  flows.  In  their  weathering  qualities  and  suitability  for  engineering;  wo 
dacites  resemble  the  rhyloites  (see  Art.  6).  Occurrence:  As  flows  and  dikes* 
CordiUeran  region  and  South  America. 

Quartz  Diorites  closely  resemble  the  granites,  into  which  they  grade  with  i 
crease  of  orthoclase.  Plagioclase  is  dominant.  Hornblende  and  biotite  are  tfcw 
monest  dark  minerals.  The  texture  is  granitoid,  and  the  rocks  behave  like  gp 
for  all  practical  purposes.  Occurrence:  In  the  Cortlandt  Series  near  Peeknlrill. 
many  localities  in  the  New  England  Highland,  In  Yellowstone  Park  and  the  S 
Far  less  common  than  granites. 
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Dkxito  Family  (Sp.  Gr.  2.60  to  2.90).  The  andante*  proper 
flows,  cellular  or  massive,  and  felsitic.  Unless  phenocrysts  are 
.  it  is  often  impossible  to  tell  them  from  trachytes,  into  which  they 
with  increase  of  orthoclase,  but  they  usually  contain  more  dark 
than  the  felsitic  rocks  hitherto  described.  The  absence  of  quarts 
the  dominance  of  plagioclase  serve  to  identify  them.  Hornblende  is 
)  commonest  dark  mineral  but  biotite  is  abundant.  Pyroxene  appears  in 
i  marc  basic  varieties,  and  by  its  increase  the  andesites  grade  into  augite- 
knstes,  or  trap.  The  entire  ground  mass  is  often  made  of  small  but 
he  interlocking  rods  of  plagioclase  and  hornblende  or  pyroxene.  Pheno- 
bta  of  hornblende  in  long  shining  black  rods,  and  large  phenocrysts  of 
Mf  plagioclase  are  common.  Porphyritic  varieties  are  usually  dike  rocks. 
!  coarseness  of  grain  increases,  the  andesites  pass  insensibly  into  the 
kites.  Strength:  Massive  varieties  are  tough  and  hard  if  un weathered, 
i  are  excellent  rocks  for  macadam  and  concrete  aggregate.  Weathering: 
b  hornblende  alters  to  chlorite,  the  plagioclase  to  kaolin,  and  both  alter- 
yield  secondary  silica,  and  calcite.  Under  traffic  good  cementing 
are  developed.  Occurrence:  Yellowstone  Park;  many  peaks  in 
tondo,  Mt.  Hood,  Mt.  Shasta,  and  other  great  cones  of  the  Cascade 
nee;  many  other  parts  of  the  mountainous  West. 
Marina  are  granitoid-textured  rocks,  whose  chief  feldspar  is  plagioclase, 
d  whose  chief  dark  mineral  is  hornblende  or  biotite  or  both.  By  addition 
orthoclase  they  grade  into  syenites,  but  their  closest  relatives  are  the 
Rsbos,  from  which  they  differ  in  having  (1)  usually  a  lighter  colored, 
*e  acid  plagioclase,  and  (2)  hornblende  instead  of  pyroxene;  but  every 
termediate  composition  occurs,  from  typical  diorites  to  typical  gabbros. 
is  often  extremely  difficult  to  distinguish  them  in  hand  specimens,  as 
mbtende  is  hard  to  tell  from  augite.  Strength:  When  well  interlocked 
1  fresh,  diorites  are  extremely  tough  and  durable  gray  speckled  rocks, 
i  are  sold  under  the  name  of  granite.    They  are  as  ill  suited  as  syenites 

•  paring  blocks,  but  for  macadam,  concrete  aggregate  and  structural 
Aerial  they  are  well  suited.  Quarry  conditions  are  similar  to  those  of 
rnhes  (see  Art.  19),  altho  the  rock  quality  is  often  more  variable. 
mthering:  The  feldspars  kaolinise,  and  the  hornblende  changes  to  chlo- 
e,  hut  the  two  minerals  rarely  alter  at  the  same  rate.  The  rock  is  ruined 
ten  either  chief  constituent  decays.  Usually  the  hornblende  alters  first, 
t  often  the  reverse  occurs.  It  is  impossible  to  determine  beforehand 
rich  mineral  will  weather  more,  except  by  examining  weathered  outcrops, 
irite  and  secondary  silica  are  further  products  of  decay,  furnishing  bond. 
Eurrence:  As  large  intrusive  bodies,  sheets  or  stocks,  often  associated 
th  gabbros.  In  the  Cortlandt  Series,  New  York;  Mt.  Davidson,  Nevada. 
la*  AngUe-Andesfte-Gabbro  Family  may  be  treated  for  brevity's  sake 
la  the  basalt-oltvinb-oabbro  group.  The  rocks  differ  chiefly  in  the 
|Mence  or  absence  of  olivine.  They  often  occur  associated  together,  even 
its*  same  intrusive  mass.  Unless  the  olivine  crystals  are  visible,  it  is 
fen  impossible  to  distinguish  the  fine  grained  varieties  without  the  micro- 
ape.  Surface  flows  of  basalt  (Sp.  Gr.  3.01)  are  usually  vesicular  if  thin, 
ft  thirk  flows  are  commonly  very  dense  except  near  the  upper  surface,  where 

•  escaping  gases  fill  them  with  bubbles,  and  make  a  scoriaceous  sone. 
he  bw  melting  point  of  these  rocks  enables  them  to  freeze  so  slowly  that 

•  magma  can  crystallise  even  when  a  surface  flow.  Glassy  texture  is 
Mam  seen  except  as  crusts  upon  flows,  or  as  atnria.  Olivine,  if  present, 
'oat  of  the  first  minerals  to  crystallise,  and  its  green  glassy  phenocrysts, 
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usually  shapeless,  are  easily  recognised,  even  in  felsitic  basalts.  It  alii 
readily  to  serpentine,  a  dull  green  earthy  or  fibrous  mass.  The  felsitic  tyt 
are  sometimes  mistaken  for  black  limestone  in  hand  specimens.  Basalt 
heavier  and  far  harder  than  limestone,  which  can  be  easily  cut  with  a  kni 
and  besides,  basalt  usually  shows  a  few  typical  igneous  phenocrysts,  olivb 
plagioclase  or  augite.  The  plagioclase  often  crystallises  while  the  met 
the  rock  remains  liquid,  and  thus  attains  perfect  crystal  form.  Thi 
plagioclase  crystals  are  long  lath-shaped  rods,  which  lie  unorientod,  in  evi 
possible  position.  The  pyroxene,  and  olivine,  if  present,  crystallise  lat 
and  form  shapeless  crystals  filling  in  the  space  among  the  feldspar  ro 
The  whole  rock  is  therefore  something  like  concrete  In  structure,  but  I 
crisscrossed  interlacing  rods  of  plagioclase  involved  in  the  pyroxene  wh 
is  almost  as  hard  as  steel  gives  unusual  strength  to  the  mass.  Sucl 
structure  is  called  diababic.  See  Fig.  14:  A  represents  plagioclase; 
pyroxene;  C,  olivine;  the  black  is  magnetite.    E 

■  basic  rocks  (Sp.  Gr.  2.60  to  3.03}  may  have  the  or. 
position  of  a  basic  diorite,  with  much  homhlei 

I    present,   or  of  a  gabbro,  or  of  an  olivine  gab! 

:    Their  crystals  may  be  so  small  that  the  rocks 

;    felsitic,  or  as  large  as  an  inch  in  length.     The  fi 

i   grained  diabases  are  the  strongest,  and  are  Ui 
used  under  the  name  of  trap. 
-        Gabbroa  differ  from  diabases  in  having  the  e 
|    granular  texture  of  normal  granitoid  rocks.     I 
j    impossible  to  give  a  description  to  cover  them, 
Fig-  1*.    Diabase  thev  ■**  tne  nl08t  variable  of  igneous  rocks.    Ala 

any  one  of  their  minerals  may  in  varieties  be 
principal  constituent  of  the  rock.  Increase  of  plagioclase  brings  a  var 
that  is  almost  pure,  gray  labradorite  plagioclase.  Great  areas  of 
rock  are  found  in  eastern  Canada  and  the  Adirondacks;  smaller  ma 
occur  near  Lake  Superior  in  Minnesota,  and  in  the  Laramie  Mounts 
Wyoming.  With  increase  of  pyroxene,  to  the  practical  exclusion  of  pis 
clase,  the  gabbros  grade  into  the  pyroxenitee.  The  peridotitoe  ra 
sent  an  olivine-rich  extreme  variety.  The  recognition  of  a  gabbro  a 
depend  upon  the  naming  of  the  component  minerals.  The  plajriocl 
when  present,  is  always  basic,  usually  gray  in  color.  The  dark  mint 
are  essentially  pyroxenes  with  or  without  olivine.  Biotite  is  common, 
hornblende  not  rare. 

Strength:  When  fresh,  well  interlocked,  and  not  too  coarsely  crystalline, 
gxbbros  are  satisfactory  for  all  road-buildinf  purposea.  The  diabase  varieties  c 
trap  are  amoni  the  best  of  metals  for  heavy  traffic  roads,  but  an  to  be  avoided, 
rule,  for  Light  trams  by-roads.  In  weathering  the  pyroienes  and  olivine  yield  mat 
tine,  which  in  turn  breaks  down  into  soluble  and  cementing  materials,  imgn, 
limonite,  calcite,  secondary  silica.    Tbe  plagiotiasea  yield  carbonates  and  ir—os— 

Varietlea  too  high  in  olivine  are  to  be  avoided,  but  the  beat  types  are  also  Uses 

surface  flows  may  be  diabasie  in  tbeir  central  portions,  as  in  the  Orange  Moud 
at  New  Jersey,  or  the  great  surface  flows  of  the  Connecticut  Valley.  The  au 
flows  and  sills  crack  Into  vertical  column*  as  they  cool,  lor  the  cooling  nirfaofs 
the  top  and  bottom  faces  of  the  sheet.  This  vertical  jointing  causes  the  rock  rn 
to  develop  nearly  vertical  dills,  often  showing  a  fluted,  columnar  structure,  we| 
played  in  the  basalts  of  the  Columbia  River  Platwu,  t be  trap  sheets  of  Newjera 
"  —  "'  miiinn  in  Nova  Scotia,  and  a  host  of  other  occurrences.  The  vertical  a 
d  by  s  horiaonUl  system  of  joists,  which  often  earn  am]  i 
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r,  spotting  the  rock  Into  hortaontal  lens-like  mi—.  Quarrying  is  thus 
mpsiatively  easy,  and  the  rock  can  be  obtained  in  sixes  convenient  for  the 
r,  bat  not,  as  a  rale,  in  good  dimension  block*.  Olivine,  crystallising  early  in 
at  iqad  msfma,  may  amk  thru  the  liquid,  and  come  to  rest  in  a  layer  or  zone  of 
■asstnted  olivine  crystals  near  the  bottom  of  the  intrusive  body.  Because  olivine 
ftssj  m  nadir/  to  serpentine,  this  part  of  the  rock  is  weak,  and  must  be  avoided 
a  vaTtfng.  Gabbros  form  the  central  mass  of  the  Adirondack*,  and  occur  along 
lawSaperior,  in  the  Cortlandt  Series  near  Peekskffl,  N.  Y.(  and  near  Baltimore. 
fcfcaaare  known  in  the  New  England  Highland.  Basalt  and  diabase  are  far  more 
ansa*  tain  gabbro  proper.  The  Triassic  traps  include  a  series  of  isolated  patches 
a\ta»  testua  shore  of  the  Bay  of  Fundy,  Cape  Blomidon,  in  the  Connecticut  Valley, 
at  Paasosi  and  Watehung  Mountains,  in  eastern  New  Jersey,  at  Cornwall,  Pa., 
feaastd,  Va,  and  Deep  River.  N.  C.  (Art.  14,  Fig.  51,  black  areas),  around  Lake 
hnvisr,  fpmafly  on  Keweenaw  Point,  and  Thunder  Bay.  The  vast  basalt-lava 
amvakn  form  the  Columbia  River  Plateaus  are  among  the  greatest  in  the  world, 
it  Ait  14. 

3.    Sedimentary  Rocks 

Oaaaotioon:  Sediment*  are  (1)  fragments  of  other  rocks,  broken  apart 
•7  saatbering,  (2)  precipitates  from  solution,  (3)  the  remains  of  the  hard 
pale  of  «»Mma.lff  and  plants,  or  (4)  any  mixture  of  the  first  three  classes. 
Most  sediments  contain  two  distinct  and  essential  elements:  (1)  The 
Puss  or  particles  which  give  the  rock  its  name;  and,  (2)  the  cement  or 
feder  that  holds  the  particles  together. 

The  QftALKB  are  of  three  types:   ( 1 V  They  may  be  fragments  of  pre-existing 

**fcs  of  any  type.    See  Arts.  2  and  6.     The  decomposed  products  of  the 

***eering  of  other  rocks  may  be.  transported  by  wind,  streams,  waves 

*  paaera,  or  any  combination  of  these  agents.     The  smaller  grains  are 

•■fly  sorted  out  from  the  larger,  and  the  sise  of  grain  that  comes  to 

■at  in  a  given  place  is  apt  to  be  uniform,  according  to  the  strength  of  the 

^•■porting  agent  at  that  place.     See  Art.  11.     The  dominant  minerals 

■^  Clay,  kaolin,  in  the  finest  grained  rocks;   quarts  and  feldspar  in  the 

•*■**  sediments.     Minor  materials  are  hornblende,   biotite,   muscovite 

*a1  comminuted  limestone.     (2)  The  grains  may  be  shells  or  their  frag- 

■wa,  including  corals.     Nearly  all  groups  of  waterliving  organisms,  plant 

ftal  animal,  contribute  to  these  deposits.     With  these  may  be  mingled 

•V  and  sand  derived  from  the  land.     (3)  Precipitated  rocks  need  not  be 

■■•hud  in  a  book  for  engineers.     Gypsum  and  salt  deposits  are  the 

•*«onejt  examples. 

#  T*"  bixdkr  or  cemkmt:  Too  much  emphasis  cannot  be  laid  upon  the 
f^vtaoee  of  the  binder.  The  strength  of  the  rock  depends  wholly  upqn 
™*  R  a  hound.  The  weak  St.  Peter  sandstone,  made  of  resistant  quarts 
CK*-  almost  lacks  a  binder.  Bluestone,  made  of  weaker  grains,  well 
k**i  is  one  of  the  strongest  of  rocks.  The  binder  may  be  one  of  three 
^pBI:  (1)  It  may  be  part  of  the  sediment.  Clay  and  iron  oxide  deposited 
**k  tat  larger  grains  may  form  a  strong  cement  under  suitable  pressure. 
*■»  ■  the  case  with  many  brownstones,  tho  carbonates  and  silica  play  a 
**-  (2)  It  may  be  introduced  matter,  brought  into  the  sediment  by  per- 
•"■hng waters,  and  precipitated.  Lime  carbonate,  silica  and  iron  carbonate 
**  ***  commonest  examples.  Silica  usually  precipitates  as  quarts.  In 
**foqaea.  this  quarts  is  built  upon  the  primary  quartz  grains,  enlarging 
thai  until  they  meet  each  other  and  form  an  interlocking  crystalline  mass, 
"■  *■  ic&eoua  rock.  The  strong  Potsdam  quartsite  is  of  this  type.  Lime 
ftaale  crystallises  very  readily  in  the  interstices  of  the  sediments,  and 
■ftsfeoog,  but  soluble  binder.    Any  mixture  of  binders  may  occur.    (3)  The 
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binder  may  be  wholly  internal,  produced  by  a  chemical  reorganisation 
the  sediment,  by  which  some  cement  is  set  free.  The  binder  of  limestoi 
is  largely  derived  from  the  sediment  itself,  by  solution  and  recrystallizat 
of  lime  carbonate.  Type  3  may  to  some  extent  accompany  types  1  and 
Classification  of  Sedimentary  Rocks:  Sediments  are  classified  accord 
to  texture,  composition  and  mode  of  origin.  Rocks  precipitated  fr 
aqueous  solutions  are  called  htdrogenic  ;  salt,  gypsum  and  some  limeetoi 
Rocks  produced  by  living  organisms  are  called  biogenic.  These  are  chi 
infusorial  earth,  coal,  most  limestones,  etc.  Rocks  produced  by  igne 
activity  are  called  ptroqbnic.  The  igneous  rocks  are  the  ultimate  son 
of  all  sediments.  Any  of  these  rocks  may  be  broken  into  fragments 
weathering  processes  or  by  dynamic  force.  The  fragmented  materials  c 
stitute  the  great  bulk  of  sediments,  called  the  clastic*.  The  elastics,  h 
ever  derived,  may  be  classified  as  shown  in  Table  IV. 

Table  IV. — The  Clastic  Sedimentary  Rocks 
*  Unconsolidated  Sediments 


Coarse, 
Angular 

Coarse, 
Worn 

Medium 

Fine 

Very  Fine 

Talus,  and 

i 

Quarts 

Silt,  fine  and 

Rock  flour 

landslide 

sands 

clayey 

Volcanic 

materials 

Gravel 

Arkoaic 
sands 

sands 

dust. 

Volcanic 

fragments. 

Clay-galls 
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Conglomerates  are  little  used,  except  occasionally  as  building  e 
When  the  pebbles  are  quarts  with  silicious  binding,  the  rock  is  very  a. 
and  hard  to  quarry  or  dress.  It  may  break  along  joints  and  bee 
planes  into  usable  blocks.  The  pebbles  may  be  of  any  material,  lixnecj 
shale,  granite  grains,  feldspar,  etc,  and  the  binder  may  vary  extrc- 
both  in  quality  and  amount.  When  the  binder  does  not  fill  up  the  : 
stices  between  the  pebbles,  the  rock  is  very  porous,  and  may  hold 
amounts  of  ground  water.  Sand  grains  are  often  mingled  with  the  pel 
and  help  to  eliminate  pore  space. 

In  Sandstones  (Sp.  Gr.  2.00  to  2.78)  the  grains  are  commonly  quartm» 
with  some  feldspar.    When  the  feldspar  grains  are  abundant,  the  rock  ~ 
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The  familiar  brownstonee  of  Connecticut,  New  Jersey  and  Penn- 
i  u*  srkoeee-  Mica  flakes  an  common,  and  the  rock  splits  easily 
eds  where  mica  ia  abundant.  Clay  ia  often  present,  especially 
mined  sandstones.     Such  rocks  are  usually  thin  bedded,  | 


a>  in  common.      The  lime  carbonate  of  these       £.%£jggg£ 
a*  orow  leached    out.   leaving  cavities  that  may       jggglgg; 
■EBoay  weaken    the  rock.     The  thickness  of  the       —^---—-- 
lei  pcuiis  the  aiae  of  the  blocks  that  can  be  ex- 
Moed.  some   beds   being  4   ft    thick,    but  a    1  ft 
■d  ■  usually   called    thick.     Cross-bedding   (see 
re,  IS)  ■  ray  common,  and  is  sometimes  called      Fig.  16.    i 
aat  l— *^i"g      When  croa»- bedding  is  prominen 

hr  nek  may  weather  out  and  split  along  these  slanting  planes,  and  si 
■at   far  ose.      The  degree   of    weakneee  will  depend  largely  upon  the 
character  of  binder  present. 
£  Quartrite  (Sp.  Gr.  2.60  to  2.70)   is  a  sandstone  with 

V     quarts  grains,  and  a  binder  of  precipitated  silica.     The 
silica  builds  itself  on  to   the  primary  grains,  enlarging 
o      them  until  they  meet  and  interlock  firmly.     Fig.  16  shows 
J      the  Potsdam  sandstone,  a  typical  quart  site,  with  inter 
r      locking,  secondary  silica  filling  interstices.     The  rock  is 
rVIl    Piasaam      nearly  *•  strong  as  granite.     It  quarries  in  flat  blocks, 
Q— tries  favorable  for  masonry.     It  makes  very  poor  macadam, 

as  it  is  hard  and  brittle,  with  very  low  cementing  power, 
rw  name  quartiite  is  also  applied  to  a  Strictly  raetamorphic  rock,  which 
»  pfKtirsl  purposes  behaves  like  the  type  here  described, 
■ssateoe  is  a  gray,  green,  bluish  or  purplish  bedded  rock  consisting  of 
Kuiaar  fragments  of  older  metamorphic  rocks,  such  as  slates,  with  less 
aaruL  and  occasional  feldspar  grains.      In  the  interstices,  clayey  matter 
■si  ahra  have  recrystalhxcd  into  a  fine  dense  aggregate  of  quarts  and  flaky 
snriv  and  chlorite.     Pore  space  ia  thus  greatly  reduced,  and  all  the  grains 
■Vi-ir  enlarged  by  addition  of  silica  to  their  surfaces,  so  that  they  form  a 
■sty  interlocking  mass,  almost  as  strong  as  a  granite.     Bluestone  resists 
'■  sniiifc  and  abrasion,  is  very  tough,  and  has  good  cementing  value.     It 
Perries  in  flat  slabs  usable  for  hag,  curbs  or  building  stone,  according  to 
srksssv      The   coarser    grained    varieties    are  the 
•**•»*,  as  the  finer  grained  rock   contains  clay. 
■■»  baddLttfJ  planes  in  the  rock  are  rich  in  platy 
■"Me  and  hornblende.     These  planes  look  darker, 
■d  ire  lines  of  weakness  along  which  the  rock  may 
•Mb-    Tbey  are  called  reeds  (see  Fig.  17,  AA). 
■*  •!■>  Art.  19.     Pebbles  of  quarts  do  not  seriously  . 
J"  the  bed.  but  little  balls  of  clay,  clay  galls,  are 
■■*  pusunt,  and  these  weather  out  readily.     Rock 


Colorado   Front    Range,  and 

her  because  ol  original  voids. 

of  the  liarhlng  out  of  the  soluble  blnoW  or  train.. 
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■tones  form  great  is—volis  of  underground  water,  and  when  working  in  ■nillmwil 
rock  regions,  the  engineer  must  carefully  look  for  seepages  among  sandstone  b 
Bluestone  and  quartaite  usually  have  the  least  porosity. 

Shale  (Sp.  Gr.  2.40  to  2.80)  is  typically  a  clay  rock  that  cleaves  reax 
parallel  to  the  bedding.  Sand  and  lime  carbonate  are  almost  alw 
present.  With  increase  of  either,  the  rock  grades  into  shaly  sandstone 
shaly  limestone.  Iron  salts  and  magnesium  carbonate  are  common 
purities.  Shale  weathers  into  clay  with  impurities  as  noted.  It  make 
poor  macadam,  but  silicious  varieties  are  much  used  for  light  traffic  km 
Clay  shales  with  little  lime  present  are  often  used  in  brickmaking;  ne 
for  concrete  aggregate. 

Limestones  (Sp.  Gr.  2.35  to  2.87)  are  extremely  variable.  Their  a 
position  may  be  nearly  pure  calcium  carbonate.  Magnesium  carbon; 
which  is  nearly  always  present,  may  increase  to  practically  the  exchif 
of  CaCOa,  but  usually  not  beyond  the  proportions  for  dolomite,  with  MgC 
45.65%.  Clay  and  silica  are  almost  never  absent;  either  or  both  i 
increase  to  such  notable  amount  that  the  rock  grades  into  shale  and  as 
stone.  Silica  may  appear  as  sand  grains,  or  as  flint  or  chert  in  nodulei 
irregular  streaks  up  to  1  ft  in  length.  Other  common  impurities  are  i 
carbonate  and  sulphides,  carbonaceous  matter  and  gypsum.  The  grains  i 
be  particles  of  structureless  lime  mud  or  minute  shells;  larger  shells,  cxn 
etc,  or  their  fragments;  pebbles  of  limestone;  grains,  crystals  and  masse 
all  the  impurities  named.  The  cement  is  almost  always  calcite.  Texture  va 
from  fine  grained  dense  mud  rocks  in  thin  or  thick  beds ;  thin  granular  sand  1 
rocks,  dense  or  porous,  usually  made  of  fossil  fragments;  to  coarse  clasi 
such  as  shell  rocks,  coral  rag,  or  conglomerate  made  of  limestone  pebl 

Structure.  Clay  bearing  varieties  are  usually  shaly.  Beds  range  to  several  fa 
thickness,  often  very  regularly  bedded  and  jointed.  Chert  in  small  streaks  does 
prevent  easy  quarrying  for  masonry,  but  large  chert  masses  cause  irregularitii 
bedding  and  in  weathering  qualities.  Percolating  waters  often  dissolve  limeatc 
forming  caverns  of  extremely  variable  shapes  and  sizes.  See  Art.  12.  Hard,  d 
limestones  are  good  rocks  for  all  purposes,  except  macadam  for  very  heavy  U 
l-oads.  They  have  fair  toughness,  rather  low  hardness,  and  excellent  oemei 
qualities.  Cherty  limestone  makes  good  road  metal,  the  hard  flint  with  low  ceo 
ing  qualities  being  bonded  by  the  limestone.  Structures  under'  water  should  km 
built  of  limestone,  nor  should  limestone  aggregate  be  used  in  concrete  fiTiHww 
either  running  water  or  ground  water,  because  of  the  ready  solubility  of  the  rode 

4.    Metamorphic  Rocks 

Metamorphic  rocks  include  the  slates,  schists,  gneisses,  serpentined 
marbles. 

Slate  (Sp.  Gr.  2.50  to  2.80)  is  a  strongly  cleaved,  fine  grained  rock,  der 
from  shale,  thru  the  agency  of  great  pressure,  at  considerable  depth  r> 

the  surface.  The  shale  tended  to  deform  sl< 
under  the  stress,  and  to  develop  a  very  pe 
cleavage  at  right  angles  to  the  direction  of  the  s 
(see  Fig.  18).  The  clay  material  was  in  paj 
crystallized  to  form  minute  mica  flakes,  ail  I 
parallel  to  the  slaty  cleavage.  The  cleavage  ia 
Pig.  18.    Slaty  Cleavage     at  all  related  to  the  original  bedding  of  the  a 

Slates  are  fairly  hard  and  tough.     They  are 
to  make  light  traffic  macadam.     They  pack  well,  and  have  good  cexx 
ing  qualities,   but  ultimately  yield   much  mud  and  dust.     Slate  is  us 
'or  any  other   road  making    purpose.      Shales,  slates,  clayey  sandat* 
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44r  limestones  and  fine  grained  igneous  rocks  will,  under  great  pressure 

■d  beat,  recrystallise  into  schist  of  many  varieties. 

SAats  are  more  thoroly  crystallized  than  slates,  and  their  crystals  are 
*a3y  risible.     They  consist  chiefly  of  cleavable  minerals,  mica,  horn- 

■wte,  or  chlorite,  lying  with  their  prominent  cleavages  parallel,  giving 
&  Turk,  a  fine  cleavage  or  foliation  called  schistosity.  Granular  quarts 
■d  feldspar  are  present  in  variable  amounts.  When  garnet  and  staurolite 
*  fcroloped,  they  never  lie  in  parallel  sheets,  but  are  scattered  quite 
■kprodently  of  the  rock  cleavage.  Schists  when  fresh  and  firm  are 
wartimes  used  as  structural  material.  They  must  never  be  set  on  edge, 
fe  must  be  laid  with  the  planes  of  schistosity  horizontal.  Schists,  in 
*Kkenng,  tend  to  split  into  flat  sheets,  as  well  as  to  disintegrate  into 
pes  and  flakes.  They  are  not  to  be  used  for  aggregate,  macadam  or 
fnta*  Mocks. 

**■■  (Sp.  Or.  2.62  to  2.92)  is  coarse  grained,  thoroly  crystalline,  con- 
■Eamaeh  feldspar,  and  is  streaked  or  banded,  due  to  the  parallel  arrange- 
fcl  of  the  mica  and  hornblende.  Differs  from  schist  in  that  it  usually 
■»  eoarser  grains,  greater  feldspar  content,  and  less  perfect  cleavage. 
J*  commonest  gneisses  resemble  granites  in  their  texture  and  composition, 
W  pR-iass  may  be  derived  from  any  coarse  grained,  feldspathic  rock, 
■fcne&tary  or  igneous.  The  feldspar  and  quartz  are  often  granulated, 
w  to  crushing  pressures  during  metamorphism.  The  parallel  streaks  of 
«&*sHe  minerals  are  not  always  planes  of  weakness.  Gneisses  are  often 
oreflent  structural  material,  and  the  stronger  varieties  have  been  used 
**=esfully  as  concrete  aggregate,  altho  the  practice  is  not  to  be  recom- 
**aiai  Gneisses  are  never  used  for  paving  blocks,  and  should  not  be 
fifcd  for  macadam. 

■torbto  (Sp.  Gr.  2.08  to  2.85).  Limestones  recrystallize  under  great 
PBaroe  and  heat,  to  form  marble,  which  is  usually  a  thick  bedded,  or 
■*»*«  rock,  formed  of  interlocking,  shapeless  crystals  of  calcite  or  calcite 
tod  dolomite.  Quartz,  brown  mica,  amphiboles,  pyroxenes  and  olivine 
**  fcfen  present  in  variable  amounts.  The  rock  makes  fairly  good  struc- 
teai  material,  but  like  other  limestones  always  should  be  used  above  the 
■""fine.  Fine  grained,  well  interlocked  marbles  may  be  used  as  aggre- 
ssor macadam,  under  conditions  similar  for  those  described  for  limestones. 

*"l«atine  (Sp.  Gr.  2.72)  is  a  complex  of  hydrous  silicates,  chiefly  of  Mg  and  Fe. 
«Bofefc  roughly  as  follows:  MgO,  38%;  FeO  and  FesOj,  7%;  SiOt,  41%;  HiO, 
.r<:  wiaMe  amounts  of  AkO*  and  CaO.  Its  color  is  usually  greenish.  The  rock 
***«y*  complexly  jointed,  and  the  fractures  are  often  slickensided  and  polished, 
■■a  %*4ering  the  mass  very  weak.  When  the  fractures  are  cemented  together  by 
of  magneaia  or  calcium,  the  rock  may  be  fairly  strong.  Fibrous  varieties 
'wwtiet  with  a  rudely  platy  cleavage  are  common.    It  weathers  readily,  yielding 

matm  <*  Cm  and  Mg,  with  silica,  day  and  limonite.  Thus  good  bonding  quali- 
■*  b«  sbaoat  no  other  good  can  be  expected. 

'•Estimate  the  Weight  of  Stone:  (1)  In  bed  rock  before  quarrying, 
*&ply  the  specific  gravity  of  the  rock  by  62.4  lb  to  find  the  weight  per 
*  fc.  w  by  1684.8  to  find  the  weight  per  cu  yd.  (2)  Crushed  stone  con- 
*■*  about  35%  voids  when  all  sizes  are  mixed,  and  from  45  to  48%  when 
^^csj  into  separate  nixe**;  sand  contains  35  to  40%  voids.  The  following 
■*•■  quoted  from  Gillette,  see  (4): 
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6,     Petrogi 
Petro  graphic  methods  are  the  mw  i 

ing  rocks.      A  small  sample  of  the  roi  i 

is  ground  on  a  revolving  lap  until  a  Una,  nat  sliver,  polisnea  on  ootn  i 
is  obtained.  This  is  mounted  in  Canada  balsam  on  a  glass  slide. 
rock  slice  is  so  thin  that  light  readily  passes  thru  the  minerals.  The 
is  then  examined  under  a  polarizing  microscope.  Not  only  can  all  min 
and  their  relative  proportions  be  recognized,  but  the  shape  of  cryi 
manner  of  interlocking,  degree  of  alteration  and  decay,  presence  and  am 
ment  of  cracks  and  cleavages,  and  pores,  can  all  be  distinctly  seen 
state  of  internal  strain  in  the  rock  mass  can  be  detected  in  polarised  1 
Defects  which  neither  hand  lens  study  nor  standard  rock  tests  will  d* 
such  as  a  state  of  internal  strain  in  the  rock  mass,  are  revealed.  It 
50  cents  to  have  a  rock  section  cut,  and  not  more  than  J-a  hr  to  stui 
Even  in  the  Geld,  a  rock  may  be  polished  on  one  face  by  holding  it  ti 
Sat  of  a  grindstone,  lind  afterward  smoothing  it  on  an  oil  stone.  Kee] 
surface  wet  with  oil  or  water,  and  study  it  in  a  good  light  with  a 
lens.  The  shape,  arrangement,  interlocking  mineral  cleavage,  and  cen 
ing  material,  will  all  show  up  fairly  well, 

6.    Rock  Weathering  and  Soils 

Weathering  is  the  destruction  of  rock  by  reason  of  physical  and  chei 
changes  that  take  place  near  the  surface.  Ebosiuh  is  the  removal  of  : 
or  their  decayed  products  by  wind,  waves,  streams,  glaciers,  gravity 
Physical  changes  involved  in  weathering  are  collectively  called  DIsinti 
TION.  The  result  of  disintegration  is  simply  the  breaking  down  of  the 
rock  into  fragments  or  grains  of  its  component  primary  minerals.  Che 
changes  involved  in  weathering  are  collectively  called  decompobi 
The  minerals  ore  altered  chemically  into  materials  wholly  different 
*he  original  minerals  of  the  rock.      Usually  rocks  suffer  both  disintezgr 

d  decomposition  simultaneously,  but  disintegration  lo  some  extent 
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lMutecration.  Heat  causes  some  minerals  to  expand  more  than  others. 
orafafeade  expands  more  than  orthoclase,  and  quarts  more  than  either. 
ka  i  rock  is  composed  of  several  different  minerals,  heat  and  cold  tend 

■ub  them  pull  apart,  and  gradually  open  up  minute  fractures  between 
t  grains  Water  enters  any  crevices  in  the  rock;  bedding  or  schistosity 
ues.  cleavages,  cracks  of  minerals,  pores  or  the  crevices  caused  by  tem- 
atare  changes.  If  such  water  freezes,  it  expands,  exerting  a  force  of 
on  than  1  ton  per  sq  in,  and  so  tends  to  pry  the  grains  apart.  The  daily 
■tzag  and  cooling  of  the  whole  surface  of  the  rock  mass  causes  it  to  pull 
iy  from  the  interior  rock  whose  temperature  remains  uniform.  In  arid  re- 
al, vast  masses  of  rock  are  broken  up  by  scaling-off  of  the  surface.  Wind, 
Mms,  waves  and  ice  have  little  abrasive  effect  upon  rocks,  but  they  are 
BaBy  gnned  with  grains  or  pebbles  which  they  drag  across  or  drive  against 
i  Airfares,  and  thus  scrape  them.     This  is,  of  course,  a  method  of  erosion. 

sod  regions,  near  sand-dunes  and  along  beaches,  wind  armed  with  sand 
kw  is  a  powerful  agent  of  rock  destruction.  Roots  of  plants  enter'crevices 
neks,  and  growing  there,  wedge  and  even  lift  the  rocks  apart, 
bconsositioii.  Oxygen,  carbon  dioxide  and  moisture  in  the  air  attack 
eb  slowly.  Descending  ground  waters  carry  these  gases  in  solution, 
inher  with  sulphuric  acid,  organic  acids,  carbon  dioxide  and  salts,  all 
tabed  from  the  soil.  All  these  reagents  attack  rock  minerals.  The 
reactions  are  called  hydration,  carbonation,  oxidation  and  solution. 
m  the  chemical  combination  of  water  with  mineral  matter  to  form  hydrous 
Ortbodase  takes  up  water  forming  kaolhute,  and  freeing  silica  and 
■■*>  The  potash  reacts  with  the  COs  present.  See  carbonation.  Orthoclaae, 
UfinOi  +2HiO  +  COi  -  Kaolinite,  HJUaSiiOt  +  KsCOs  +  4SiO*.  The  kaolinite 
'•ss  day  or  day  base.  The  potassium  carbonate  is  gradually  dissolved  out.  The 
■a  »  partiy  leached  out,  but  may  precipitate  as  quartz,  chalcedony,  etc  The 
yield  kaolin,  silica  and  carbonates  of  sodium  and  calcium.  Hence  the 
qsslxty  in  macadam  of  the  lime-bearing  basic  plagioclases  exceeds  that  of 
sad  add  plagioclase.  Hydration  of  hornblende  and  the  pyroxenes  yields 
dkatcs,  chlorite  or  serpentine  or  both.  Silica  is  freed,  and  carbonates  are 
Othrin©  hydrates  rather  readily  to  serpentine.  Hydration  results  in  an  h> 
■*»  is  Tofame,  and  the  products  are  always  softer  than  the  original  mineral. 
.  hrWimim  is  the  union  of  a  base  with  the  COi  radical.  COs  dissolved  in  water 
■ss  aVCOj,  which  attacks  silicate  minerals,  forming  carbonates  of  the  contained 
BBsa,  pnl  win  in,  magnesium  and  iron,  and  liberating  silica.  These  carbonates  are 
1  Xft  naaovsd  in  solution  and  in  part  precipitated.  Carbonation  increases  the 
(8M  balk  by  15  to  60%.    It  accompanies  hydration. 

tasitiea.  The  assumption  of  oxygen  is  practically  confined  to  the  iron  in  min- 
es* LoBonite  and  hematite  are  formed.  Sulphides  of  iron,  like  pyrite,  yield  upon 
***fia%  sdnharie  acid,  which  further  attacks  minerals.  Rocks  containing  much 
KP**  isstld  be  avoided,  especially  for  concrete  work. 

HBfisa,  Almost  aD  of  the  products  of  decomposition  are  somewhat  soluble. 
■  ss  aides  forming  the  common  rock  minerals,  AltO*  FetOa,  SiOs  yield,  in  weather- 
■t  nisUiU/  insoluble  compounds.  Hence  clay,  iron  oxides  and  sand  are  common 
~"  of  rock  decay.    KaO,  NazO,  CaO,  MgO  and  FeO  yield  relatively  soluble 

which  are  leached  out.  Solution  thus  reduces  rock  bulk  by  more  than 
eased  by  other  reactions.  Rocks  are  soluble  in  proportion  as  they  con- 
■*  ■**  or  little  of  the  soluble-salt-produdng  oxides.  Hence,  limestones  are  very 
**tttsiohjtl©a. 

SOILS 
7.    Classification  of  Soils  and  General  Data 

.  *•*  fa  general  is  the  mantle  of  loose  material  overlying  solid  rock.  It 
*  **  product  of  disintegration  and  decomposition.  The  upper  finer 
•"**!  layer  which  supports  plant  life,  is  mixed  with  humus  derived  from 
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the  decaying  vegetable  matter,  and  is  called  the  soil  proper.     The  subsc 
underlies  the  soil,  and  is  the  less  thoroly  weathered  part,  which  does  i 
contribute  much  to  the  support  of  plant  life,  and  generally  contains 
organic  matter. 

Sedentary  and  Transported  Soils.    Soil  which  remains  exactly  in  1 
same  position  in  which  it  first  formed,  is  called  sedentary  soil;    and  f 
which  is  removed  by  erosion,  and  deposited  in  some  other  place  is  caU 
transported  soil.     These  are  subdivided  by  Merrill  (10)  as  follows: 
Residual:  Residuary  gravels,  sands,  clays,  etc. 
Cumulose:  Peat,  muck,  and  swamp  soils  in  part. 
Colluvial:  Talus  and  cliff  debris,  avalanche  material. 
Alluvial:  Modern  alluvium,  marsh  and  swamp  deposits. 
Aeolian:   Wind-blown  material,  sand-dunes,  adobe  and  la 

in  part. 

Glacial:  Morainal  material,  drumlins,  eskers,  etc. 

A  Residuary  Soil  may  be  recognized  by  the  following  criteria:    (1)  14 

of  finest  grain  at  the  top,  and  becomes  increasingly  stony  downward,  uz 

it  passes  gradually  thru  mixtures  of  rock  and  soil  into  bed-rock;  (2)  it  oc 

tains  pebbles  or  fragments  of  the  bed-rock  only;    (3)  it  is  chemically  a 

mineralogically  aJ 
to  the  bed-rock,  six 
all  its  constituei 
have  been  deriv 
directly  from  t! 
bed-rock,  ezce 
what  is  contribut 
by  decaying  orgi 
isms.  See  Fig.  ] 
Within  the  glaciated  area,  residuary  soils  are  rare,  because  the  glac 
stripped  off  the  weathered  matter  in  its  path.  South  of  the  glaciat 
area,  residuary  soils  are  dominant.  Feldspathic  igneous  rocks  yield  hea 
clay  soils,  yellow  to  red,  with  varying  percentages  of  iron  and  silica  contei 
The  basic  igneous  rocks  yield  lighter  Boils  of  dark  color,  high  in  iron,  lii 
and  phosphates;  their  variable  clay  content  is  derived  from  all  the  aluminc 
minerals,  feldspars,  amphiboles  and  pyroxenes. 

Gneisses  give  soils  resembling  those  of  corresponding  igneous  rocks.  Mica-echi 
yield  lean,  sandy,  micaceous  soils.  Hornblende  and  chlorite-echists  give  soils  I 
those  of  the  basic  igneous  rocks.  Conglomerates  disintegrate  to  form  gravels,  if  tfa 
pebbles  are  of  resistant  material.  Sandstones  yield  lean,  light  sandy  soils,  increasj 
in  clay  in  arkosic  varieties.  Shales  weather  into  heavy  clay  soils.  See  Art.  8,  clat. 
Limestones  very  commonly  carry  clay  or  silica,  or  both,  as  impurities  (see  Art. 
and  so  yield  variable  mixtures  of  these  materials  when  the  lime  carbonate  diaaoli 
out;  usually  a  rich,  fertile  soil,  but  often  forming  especially  tenacious  muds,  like  i 
gumbo-muds  of  the  Black  Prairies,  Alabama  to  Texas.  Many  such  clays  slake  a 
crumble  upon  drying,  so  that  in  the  road  they  are  objectionable  whether  dry  or  m 
Colluvial  Soil.  All  creep  and  wash  material  on  hillsides  (see  Fig.  ] 
are  called  colluvial  soils  when  they  have  moved  far  enough  from  tb 
positions  as  residuary  soil  to  mix  with  material  derived  from  other  str* 
(see  Art.  8).  In  this  sense  they  are  very  widespread  and  composed  of  a 
mingled  with  rock  fragments  of  as  many  kinds  as  there  are  different  fonx 
tions  in  the  hill.  Because  the  finest  materials  were  originally  on  top,  a 
because  the  finest  particles  arc  easiest  to  move,  the  hillside  may  becoi 
covered  with  a  continuous  layer  of  clay,  alt  ho  only  part  of  the  bed-ro 
yields  clay  soil.     This  fact  is  of  importance  in  estimating  the  possible  cl 
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cast  of  a  hill  and  in  conditioning  ground  water  movements  (see  Art.  12). 
bra  dopes  are  colluvial  soils  at  the  foot  of  cliffs  (see  Fig.  19).  They  consist 
£  sajwUr  fragments  of  the  cliff  rock,  ranging  from  small  pebbles  to  great 
»*ia  The  upper  part  is  steeper  and  rockier  than  the  lower  slopes,  where 
**  weathering  and  creep  movements  have  often  covered  the  slope  with 
■I  The  base  of  the  slope  is  very  often  the  locus  of  many  springs  and 
tried  seepages,  while  the  higher  parts  are  porous  and  dry.  Landslide 
t:  ivilanche  material  are  composed  of  soil  and  rock,  or  of  rock  alone. 
|fi  cobjvial  soils  are  subject  to  slide  movements.  See  Art.  13,  for  defini- 
ng ud  discussion  of  creep,  slides,  etc.  Talus  slopes  can  be  recognized  by 
h*  form,  a  steep  concave  slope  of  30°  to  40°  at  the  foot  of  a  cliff.  Hill- 
He  'oiiuvial  soils  are  expectable  on  any  hill  slope,  and  can  be  recognized 
» i  section  by  their  confused  commingled  character,  in  contrast  to  the 
weriy  gradations  of  residuary  soils;  also  by  surface  evidences  of  slumping 
■d  creep.  In  the  stream  valleys,  the  colluvial  soils  abut  against  or  some- 
tao  Kradr  into  alluvial,  stream  carried  soils. 

•feiisl  Soils  are  the  flood-plain  and  delta  deposits  of  rivers,  and  the 
■rial  eonea  built  by  mountain  streams  emerging  into  the  plain.  See 
k  11. 

'■*>■  or  wind-blown  soils  include  dune  sand  and  part  of  the  loess,  and  are  com- 
■*  ■  tbe  Mississippi  Valley.  Dunes  are  hills  of  blown  sand,  found  along  beaches 
ti  »  arid  sections.  The  wind  often  blows  the  sand  from  one  side  of  the  dune  and 
Np  it  on  tbe  other,  so  that  the  whole  dune  moves  slowly  forward.  Highways  and  rail- 
ftti  arc  sometime*  buried  under  the  moving  dunes.  They  can  sometimes  be  fixed 
**■*»«  them  with  suitable  grasses. 

Imb  ■  a  ftae  grained  very  compact  soil  of  clay,  silica  and  carbonate  particles, 
■R*fed-Wowtt,  part  water-laid,  that  formed  in  the  Mississippi  Valley,  central  Eu- 
fe  ft*ssi  and  China,  during  or  just  after  the  glacial  period.  It  may  be  considered 
'*/  fsr  the  highway  engineer's  purposes.  It  is  recognized  by  its  invariable  surface 
■*■*,  its  definite  geographical  distribution,  its  uniform  fine  grain  and  great  com- 
**■*»  io  that  it  forms  vertical  din's  when  trenched  by  streams.  Its  depth  varies 
*& to  ever  150  ft  in  the  Mississippi  Valley. 


8.    Special  Soil  Types 

Light  boils  are  soils  found  easy  to  plough,  not  necessarily 
*&  io  color  or  weight.  Heavy  soils  are  tough,  tenacious  clay  soils  diffi- 
**  to  plough.  The  term  does  not  refer  to  specific  gravity.  Habdpan 
■•awther,  (1)  a  very  dense  subsoil,  such  as  tough  day,  or  (2)  a  cemented 
Win  the  soil,  where  ground  waters  have  precipitated  a  local  binder  of  silica, 
■kaates,  iron  oxides,  etc  or  (3)  dense,  clayey  glacial  drift.  Humus  is 
■*  carbonaceous  matter  pi  oduced  by  decaying  organisms.  Mold  is  the 
<C«  spongy  humus  resulting  from  the  decay  of  leaves,  etc,  in  forests. 
fai  u  a  fine  grained,  usually  black  matter  found  in  swamps,  and  consists 
■fr*  transported  silts  mingled  with  much  carbonaceous  matter  from 
■*$i&«  vegetation;  muck  also  means  soft  silt  spread  out  by  an  over- 
■f5*  river  upon  its  flood-plain.  Loam  is  a  sandy  or  clayey  soil  mixed 
*■  hamus.  Silt  consists  of  naturally  deposited  mineral  particles  that 
•*  lack  the  colloidal  qualities,  plasticity,  etc,  of  clay,  but  are  too  fine 
*fc*4  U>  class  as  sand.  Silt  will  pass  a  200-mesh  meve.  It  usually  con- 
■*  Barn  day,  and  generally  need  not  be  distinguished  from  clay.  Silt 
'fcuad  is  the  flood-plain  deposits  of  large  slow  rivers,  and  in  their  deltas, 
J"^»y  content  being  largely  washed  out  and  carried  further,  but  the  silt 
*J"  d*y  upon  weathering. 
"■*■  «i4  Gravel.     There  is  no  scientific  basis  for  a  line  of  demarcation 
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between  sand  and  gravel,  or  between  sand  and  silt.  Gravel  oonsis 
pebbles,  generally  more  or  less  rounded,  either  of  mineral  or  rock  fragm 
The  commonest  mineral  pebble  is  of  quartz.  But  pebbles  of  gra 
gneiss,  quartzite,  chert,  sandstone,  limestone,  slate,  shale,  etc,  occur  a 
dantly  under  suitable  conditions.  Similarly,  sands  are  known  m 
grains  are  gypsum,  coral  shell  or  limestone  particles;  magnetite,  gt 
and  other  hard  and  heavy  minerals;  rock  fragments,  which  are  thems 
of  complex  mineral  composition. 

The  dividing  line  between  sand  and  gravel  must  be  drawn  on  a  bat 
size  of  grain.  The  U.  S.  Bureau  of  Soils  has  adopted  the  following  t 
Pine  gravel,  2  to  1  mm  (0.08  to  0.04  in) ;  sand,  1  to  0.05  mm  (0.04  to  0.001 
clay  below  0.005  mm  (0.002  in).  In  1915  the  Special  Committee  on  "  Mati 
for  Road  Construction  "  of  the  Am.  Soc.  C.  E.  and  Committee  D-4  "  Si 
ard  Tests  for  Road  Materials "  of  the  Am.  Soc.  Test.  Mat.  ad  vex 
the  adoption  of  the  following  basis  for  differentiation  between  gravel,  i 
silt  and  clay:  Gravel,  particles  retained  on  a  10-mesh  sieve,  standard 
Soc.  Test.  Mat.  opening  1.85  mm  (0.073  in);  sand,  particles  passing  i 
mesh  sieve  and  retained  on  a  200-mesh  sieve,  standard  Am.  Soc.  Test. 
opening  0.0673  mm  (0.00265  in) ;  silt  or  clay,  particles  passing  a  200- 
sieve. 

Clay  is  not  a  mineral,  but  a  very  fine  grained,  usually  plastic  mu 
mixture  of  particles  of  many  different  minerals  in  various  stages  o 
composition.  Clay  base,  pure  clay  or  kaolinite,  I^AlsSisOt,  is  the  mi 
that  gives  plasticity  to  the  mixture,  but  pure  clays  are  very  rare,  i 
lime  carbonate,  magnesium  carbonate,  dolomite,  siderite  (iron  carbon 
and  limonite  (iron  hydroxide),  are  the  commonest  impurities,  but  feld 
mica  flakes,  hornblende,  pyrite,  gypsum  and  marcasite  and  their  de 
position  products  may  be  present  in  varying  proportions. 

Kaolinite  contains  Sid,  46.607c!  AlzO>,  39.57%  HiO,  13.93%.  The  nearer  i 
approaches  this  composition,  the  more  refractory  and  lighter  colored  it  bee 
CaO,  KsO,  NasO,  FeO  and  MgO  act  as  fluxes,  lowering  the  temperatures  of  inc 
vitrification.  If  their  sum  exceeds  10%  of  the  clay,  the  mixture  is  too  fusible  t 
as  brick.  Riea  (12b)  gives  the  following  extremes  and  averages  for  the  content  • 
more  variable  ingredients  in  brick-clays. 


* 

Minimum 

Maximum 

Averaj 

Silica 

34.350 
0.126 
0.024 
0.020 
0.170 

90.887 
32.120 
15.380 
7.290 
15.320 

39.27 

5.31 

1.61 

1  OS 

Alkalies 

2  76 

Testing  of  Clays.  In  the  field,  the  plasticity  may  be  roughly  determined  by  mi 
wet  clay  with  the  fingers.  Experience  enables  one  to"  form  reliable  judgmen 
this  means.  Presence  of  coarse  sand  is  shown  by  pulverizing  dry  clay  with  the  i 
and  feeling  the  hard  sand  grains.  To  detect  fine  sand,  a  little  clay  is  taken  i 
mouth,  and  the  grit  is  easily  felt  with  the  teeth.  Any  weak  acid  added  to  dr] 
will  cause  effervescence  if  much  calcium  carbonate  is  present.  Red,  gray  or 
color  is  probably  due  to  iron,  but  gray  and  black  usually  suggest  carbon  aa  well, 
phides  are  often  detected  by  their  brassy  color  when  the  clay  is  rubbed  to  pa 
and  studied  thru  a  hand-lens.  The  smell  of  burning  sulphur  is  noted  when  a  sulj 
bearing  day  is  rubbed  briskly  between  two  pieces  of  steel.  The  presence  of  o 
ions  or  clay-dogs  and  day-ironstone  must  be  carefully  looked  for  if  the  day  ia 
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■Jsrsridc.  A  concretionary  or  a  pebbly  day  generally  should  be  rejected.  Better 
*s«al  ■  almost  always  available  by  looking  farther.  Finer  teats  are  made  in  the 
■fcnftvy  by  subjecting  samples  of  the  clay  to  physical  tests  and  by  burning  samples 
*  ci*.  Samples  from  different  parts  of  a  given  day  bank  should  be  used,  to  test 
Si  ^ionnhy  ss  well  as  the  quality  of  the  day.  The  practical  tests  are  better  than 
*seal  analyses.  Many  valuable  clays  are  not  plastic,  but  those  with  good  bonding 
tsfcsj  are  of  value  for  roads,  brick  and  tile.  Eckel  calculates  that  days  weigh  from 
Ktc  11&.4  lb  per  eu  ft,  a  fair  average  being  120  lb  for  clay  in  the  bank. 
Gayttre  Classed  as  (1)  residuary,  and  (2)  transported  clays.  Residuary 
•m^  result  from  the  weathering  of  any  rock  bearing  clay  or  aluminous  miner- 
Tk  *ocfc  as  feldspar,  hornblende,  pyroxenes  and  micas.  The  general  character 
*  tie  days  resulting  from  various  rock  types  have  been  stated  in  Art.  7. 
Occurence  and  Recognition  of  Clay  Deposits.  Residuary  clays  are  not 
fanned,  and  arc  apt  to  be  of  limited  extent,  and  to  become  more  rocky 
fannnrd.  grading  into  bed-rock.  This  is  not  always  true.  Limestones 
Bleu  end  rather  sharply  against  their  overlying  residuary  clays,  tho  a 
kfa  of  rotten  limestone  usually  forms  a  transition  zone.  Clays  may  grade 
fc*Bward  into  usable  shales;  clays  of  the  Atlantic  Coastal  Plain  are  often 
fcuehres  the  bed-rock.  The  depth  of  all  residuary  clays  deposits  is 
***&  and  the  character  changes  with  depth.  Exploration  with  the 
PKadfauger  or  by  test  pits  is  necessary.  Outcrops  of  shale  on  hillsides 
■wfcer  readily,  giving  a  soft,  slippery  slope  covered  with  clay  and  shale 
&?■,  while  harder  rocks  like  sandstones  stand  out  as  ridges.  The  down- 
feaping  of  weathered  clay  may  hide  the  outcrop  of  other  rocks  lower  down, 
■Bating  the  presence  of  more  shale  than  is  actually  present.  The  dip 
*d  strike  of  every  outcrop  should  be  plotted,  and  a  structural  cross-section 
■"  Uk  hfll  drawn.  The  shales  will  probably  have  the  same  dip  as  the  sand- 
*a*s  and  limestones.  If  the  cross-section  shows  clay  beds  of  workable 
krbtfM,  these  should  be  carefully  explored  by  means  of  test  pits  or  borings, 
j*  the  shale  may  have  sandstone  or  limestone  partings  that  would  render 
BB*orkable  for  brick  clay. 

Titatported  Clays.  Within  the  glaciated  region  (see  Art,  14,  Fig.  68) 
^■ported  clays  are  found  in  drumlins,  boulder  clay,  or  till,  glacial  lake 
■pfcits,  and  the  clay  terraces  along  rivers.  Drumlins  may  be  at  once 
*&*fti«ed  by  their  form  (see  Art.  9,  glacial  deposits).  They  have  been 
<v»*d  for  road  material  but  not  for  brick.  Till  is  much  used  for  roadway 
ttna  and  fill  but  never  for  brick.  Clay  terraces  and  lake  deposits  furnish 
■"«»us  masses  of  brick  clay.  Any  hill-en- 
**d.  broad,  flat  area  within  the  glaciated 
"HtG  may  be  examined  for  clay.  The  centers 
^  *xn  deposits,  out  from  the  former  lake 
****».  are  more  apt  to  carry  clay,  the  borders 
**■«  sand  and  gravel.  A  layer  of  sand  often 
**aw  the  day.  Clay  terraces  (see  Fig.  20) 
■*  found  along  many  rivers,  especially  within 
B*  fliriated  region  or  along  streams  continu- 
Qf  vxxthward  away  from  the  glaciated  area, 
tt&k*g  northward  flowing'tributaries  of  glaci- 

•w  <Jtam&.  For  their  mode  of  origin  see  Art.  9,  glacial  deposits,  and 
A*  11.  Some  terraces  are  of  sand  and  gravel,  and  the  clay  terraces  may 
**Uin  rtreaks  of  coarse  sediment.  If  a  terrace  proves  to  be  gravel,  ter- 
***  *rf  the  same  elevation  will  probably  be  gravel  also.  The  same  holds 
**  tf  day.  To  explore  a  brick-clay  prospect,  borings  or  test  pits  should 
kpw  down  along  lines  laid  out  60  to  100  ft  apart,  and  the  vertical  section 


Fig.  20.    River  Terraces 
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in  each  hole  plotted  to  scale  along  a  natural  profile,  so  that  series  of  detail* 
sections  are  constructed.  Shale  outcrops  and  clay  terraces  are  very  favo 
able  deposits  to  work  because  their  quarries  are  easily  drained.  If  sax 
or  gravel  underlies  the  clay,  the  quarry  is  sometimes  drained  by  diggii 
wells  thru  to  the  porous  bed. 

• 

9.    Glacial  Drift  and  Swamps 

Glaciers.  A  mass  of  ice,  fed  by  a  permanent  snowfield,  slowly  movii 
across  a  land  surface  is  called  a  glacier.  The  engineer  need  recognize  b 
two  types:  (1)  Continental  glaciers;  and  (2)  alpine  or  valley  glaciers, 
continental  glacier  is  an  ice  sheet  broad  enough  to  cover  a  large  part  of 
continent  to  such  a  depth  as  to  override  all  but  the  highest  mountains.  J 
alpine  or  valley  glacier  descends  from  a  snowfield  on  the  side  of  a  peak,  ai 
moves  as  a  long,  narrow  tongue  down  a  valley. 

Erosion.  Glacial  ice  freezes  fast  to  all  loose  material  encountered,  so 
sand  and  jointed  rock  that  may  be  dragged  out  of  place;  these  materia 
carried  along  by  the  ice,  may  scratch  and  cut  the  rock  surfaces  over  whi 
they  are  dragged.  Both  bed-rock  surface  and  carried  pebbles  are  worn,  stri&t 
and  polished.  A  fine  dust,  called  rock-flour,  made  of  very  minute  particl 
of  fresh  unalterated  minerals  is  the  ultimate  product  of  this  grinding. 

Tills  and  Moraines.  All  materials  carried  by  the  glacier  will  be  deposit* 
The  ice  melts  as  it  moves  toward  warmer  regions,  and  drops  the  mater 

carried  in  an  unassorted  he* 
composed  of  boulders,  pebbl 
sand,  clay  and  rock-flour,  call 
till.  Heaps  or  ridges  or  she 
of  till  are  called  moraines.  1 
rolling,  very  irregular  hills 
the  terminal  moraine  (Fig.  2 
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Fig.  21.    Terminal  Moraine 


render  cutting  and  filling  always  necessary,  and 
generally  very  considerable.  The  boulders,  some- 
times 10  ft  or  more  thick,  commonly  1  to  3  ft,  are 
both  strewn  on  the  surface  and  distributed  irregu- 
larly thru  the  till  (see  Fig.  22).  The  gravel,  sand 
and  clay  occur  as  mixtures  of  extremely  variable 
texture  and  quality.  The  great  boulders  must  often 
be  broken  up  by  hand,  or  by  blasting.  They  may 
be  used  for  road  metal  or  aggregate  when  of 
favorable  quality.  The  smaller  boulders,  up  to  8 
in,  *can  be  used  as  gutter  linings,  etc.  Sand,  ob- 
tained by  sifting  the  till,  always  contains  clay  and 
rock-flour,    but   is   perfectly  usable  for  pavement 

-  ,;.^r^EL  Li-t  ~  "^  block  cushions,  earth  road  c 

5>s3^r5%^^11^^^^  faces,  etc. 

?>?^^^>^_         ^^-^^^  Outwash  Plains.  Water  was 

v?;^i^ ;^j^^  -    ou.t  8and  and  clay  from  *he 

^•^:>':-$V^  minal   moraine,    and    spreads 

•   .-.«.•.-.•. a.-^. .-.-.■....     ■^^■..:.,...-::^::.:,::.;^:^:--;:^:^.  forward    in  a  SOrt  of    alluvial  j 

Fig.  23.    Outwash  Plain  gently  sloping  away  in    f ronl 

the  moraine.  This  is  the  outw 
apron,  or  outwash  plain  (see  Fig.  23).  The  flat  southern  plain  of  Long  Mi 
is  the  outwash  of  the  terminal  moraine  that  forms  the.  east^west  range  of  h 


Fig.  22.     Till 


M.9  Glacial  Drift  and  Swamps  109 


The  ice  sheet  may  contain  excess  of  plastic  day,  especially 
ffaeo  passing  over  a  shale  region.    Just  as  an  overloaded  river  forms  shoals, 
■  does  the  glacier  deposit  material,  and  by  overriding  it,  smooth  it  into 
ta*  shape   of    long,  elliptical 
bJ*.  called  drumlins  (see  Fig. 
24i.    There   ia  usually  a  bed- 
rock core,  upon  -which  the  clay 
vm  plastered.      Occasionally 
tse  drumlin  is  almost  entirely  Fig.  24.    Drumlins 

nek.  The  day  contains  bould- 

sji  and  sand,  and  has  never  been  used  for  brick,  tho  often  for  fill  and 
road  material.     Valleys  between  drumlins  are  badly  drained  and  swampy. 

Ksjm*.  Water  from  melting  ice  may  be  so  heavily  charged  with  debris 
that  it  rapidly  builds  a  low  mound  or  heap  of  sand  and  gravel,  roughly 
stratified  and  cross- bedded.  This  is  a  kame,  and  may  lie  either  within  or 
Utand  the  terminal  moraine.  Karnes  may  be  built  as  deltas  into  lakes 
ibrned  along  the  margin  of  the  retreating  ice.  In  this  case,  they  may  be 
fiat-topped,   and  of  considerable  extent,  and  are  called  kame  deltas  or 

ifcfea  kames. 

EasMS  samy  be  Recognized  (1)  by  their  form,  as  they  are  smaller  and  less  Irregular 
a  a  mis  than  moraines,  sometimes  fiat-topped,  and  with  digitated  frontal  shapes  in 
A*  case  of  delta  kames;  (2)  by  their  gravelly  quality,  seen  on  steeper  slopes,  where 
owe*  has  torn  apart  the  grass  cover,  or  where  streams  have  cut.  They  are  composed 
si  send,  gravel  and  small  boulder*,  seldom  over  8  in  in  diameter.  The  frequent  shift- 
ing of  the  channel  of  the  stream  that  made  the  de- 
•^T~*"r''~  "•*:";-"  X     pcatt  hat  caused  a  rapid  alternation  of  the  texture  of 

the  sediment.    Gravel  alternates  with  fine  sand.    The 
:     -*i#.    -  - '  -  >•  -,.-'>  «      whose  is  complexly  cross  bedded  (see  Fig.  25).    Finer 
^"] ;i .\ .  ... •  '^'.. ••'  day,  as  well  as  larger  boulders  is  generally  absent,  but 

f~^'*l&\\<f-~'  day  is  present  in  some  parts  of  the  larger  delta  kames. 

J^'  '^^ISP'f  ,       ,..,.,       Kames  are  a  great  source  of  gravel  and  sand  which  is 
i^^^7j-.^S\r^^d^^f^B      obtained  usually  by  sifting,  or  by  working  selected 

- ~-».^£  ~» ••■••4§pjgSjBW      beds  of  suitable  material.    The  sand  is  sharp  and 

makes  good  aggregate.    The  rounded  pebbles  have 
Fig.  25  been  also  used   as  aggregate  in  some  important 

works,  even  where  trap  would  have  been  available,  as 
xaJrway  and  highway  improvements  in  eastern  New  Jersey.    As  kames  are 
■rvioua,  they  are  generally  unusable  as  material    for  dams.     Perched  water- 
aocnetimes  occur,  eaperially  m  delta  kames.    Usually  the  chief  seepages  are 
the  base  of  the  kame. 

may  develop  under  the  melting  ice.     They  transport  and  deposit 

and  gravel,  and  when  the  ice  melts,  these  stream-beds  remain  as  long 
ridges  called  bskjebs.    They  are  an  important  source  of  sand  and 


»,  especially  during  the  retreat  of  the  glacier.  (1)  Basins  are  formed 
and  the  retreating  ice  lobe.  Thew  may  hold  water  for  a 
beet  the  lakes  tend  to  disappear  as  retreat  continues,  and  natural  outlets  are 
(2)  Tongues  of  ice  may  dam  a  stream  valley,  and  form  a  lake,  which  dis- 
the  melting  of  the  lea  lobe  frees  the  outlet.  (3)  Permanent  dams  of 
drift  nsay  beck  up  the  waters  of  a  stream  and  form  a  lake,  whose  waters  spill  out 
they  may.  The  point  of  egress  may  change  many  times,  if  one  wall  of  the 
be  the  See  sheet,  or  if  the  earth's  crust  be  warping  during  the  retreat  of  the  ice. 
will  rtisanpfST  when  the  outlet  has  developed  a  deep  enough  channel  to 
The  Great  Lakes  are  of  this  type.  Many  great  lakes  have  already 
(4)  Lakes  occupy  natural  depressions  in  the  drift,  (a)  Original  hollows 
_  he  formed  by  the  accidental  placing  of  moraine  ridges  so  as  to  enclose  a  hollow. 
*y  A.  Meek  of  ice  may  be  buried  in  the  moraine  or  kame  as  part  of  the  deposit. 
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When  it  molts,  the  sediments  dump  down  around  the  hollow  it  leaves,  forming  t 
steep-aided  depression  which  will  hold  water  if  its  lining  is  impervious.  This  is  t 
kbttls  hols  and  the  lake  is  a  kjettlb  lake.  Lakes  of  types  (1),  (2),  and  (3)  w 
evanescent,  and  more  of  them  have  disappeared  than  now  remain.  Streams  dii 
charging  into  them  were  richly  laden  with  debris. 

Lake  Deposits  were  formed  of  debris  washed  into  the  lake  by  stream 
or  waves.  At  the  stream  mouths,  deltas  were  built,  and  bars  and  beache 
were  formed  along  the  lake  shores,  while  finer  particles  settled  farther  oul 
forming  notable  clay  deposits.  Today  the  dry  lake  bottoms  appear  as  fla 
areas  enclosed  by  hills,  and  trenched  by  the  valleys  of  post-glacial  stream! 
The  larger  streams  have  often  carved  flat  terraces  at  several  levels  beta 
the  original  lake  bottom.  Many  gravel  and  sand  pits  are  opened  in  th 
delta  and  shore  deposits,  while  the  clay  masses  toward  the  lake  cent* 
furnish  brick-clays.  A  surface  layer  of  sand,  thinning  toward  the  Lak 
center,  often  covers  the  clay.  Roads  do  not  usually  follow  the  level  to] 
but  the  later  stream  trenches  so  as  to  avoid  bridging  the  latter.  With  tt 
lake  deposits  may  be  grouped  the  clay  terraces  formed  in  narro 
lake  waters  along  the  margins  of  tongues  of  stagnant  ice  in  large  rivi 
valleys,  such  as  the  Hudson.     These  are  much  used  for  brick  making. 

Summary.  Glacial  deposits  were  thus  of  three  types:  (1)  Ice  deposit 
moraines,  drumlins;  (2)  ice  and  water  deposits,  kames,  eskers;  (3)  wat 
deposits,  outwash,  lake  deposits. 

Combination  of  Types.  Retreat  of  the  glacier  may  form  a  lake,  in  which  lake  afl 
and  days  may  be  laid,  and  into  which  kames  from  the  ice,  and  deltas  from  the  she 
may  be  built.  Then  a  temporary  readvance  of  the  glacier  may  cover  the  wh< 
with  sheet-till,  or  even  build  morainal  ridges  upon  it.  Kames  and  drumlins  m 
also  be  covered  with  sheet-till.  Several  advances  and  retreats  are  frequently 
recorded,  all  as  minor  phases  of  a  general  retreat.  These  facts  give  rise  to  ec 
dittans  locally  very  puzzling,  and  often  of  great  importance  to  the  engineer.  Burl 
valleys  of  preglacial  streams  are  extremely  common  in  regions  of  thick  drift.  Tk 
are  far  more  interesting  to  the  civil  engineer  than  to  the  highway  engineer,  and 
extensive  treatment  of  them  is  necessary  here.  They  are  favorable  to  the  cono 
tration  of  underground  waters,  so  that  if  a  highway-cut  trenches  such  a  valley 
below  water  level,  very  troublesome  seepages  may  be  encountered. 

Water  in  Morainal  Drift.  The  till  is  always  more  or  less  pervious,  1 
usually  contains  enough  clay  to  be  relatively  water  tight  in  large  mass 

so  that  it  forms  effective  walls  for  reserve 
and  lakes.  Pervious  till  may  contain  stre; 
of  impervious  clay,  irregularly  distribut 
as  shown  in  Fig.  26  by  M.  L.  Fuller.  M 
aines  may  hold  water:  (1)  As  lakes  i 
swamps  in  depressions ;  (2)  as  perched  wa 
tables  where  descending  ground  water 
Fig.  26  counters  a  buried  clay  streak;   and  (3 

seepage  along  the  contact  between  the  c 
and  the  rock  floor  upon  which  it  rests.  In  making  road  cuts  thru  mon 
country,  all  these  sources  of  water  may  give  trouble.  Lakes  must  usu 
be  skirted  altho  swamps  and  small  lakes  may  be  crossed  on  fill.  T 
are  usually  not  deep,  but  their  depth  is  exceedingly  variable.  Pert: 
water  tables  give  elevated  and  troublesome  seepages,  sometimes  c 
ing  clay  slides.  It  is  usually  sufficient  to  cut  well  back  from  the  i 
as  the  cutting  lowers  the  ground  water  level,  and  may  effectively  «i 
the  seepage.  Streams  heavily  overloaded  with  sediment  from  the  mel 
ice  deposited  the  excess  load  upon  their  valley  floors,  thus  building  the  i 
higher.     This  filling  up  of  glaciated  valleys  backed  up  the  water  of    1 
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iiimiliw.  and  forced  these  also  to  deposit,  even  when  the  tributaries 
axned  regions,  that  had  not  been  glaciated.  Later,  all  such  streams  cut 
am  thru  these  deposits,  leaving  parts  of  them  standing  as  flat-topped 
Braes  (see  Fig.  20)  composed  of  clay,  sand  and  gravel  in  variable  propor- 

Svssap  Deposits  may  be  one  of  the  following  types:  Peat,  consisting 
<i  lightly  compacted  masses  of  sphagnum  moss,  which  grows  layer  over 
sjw.  the  newer  plants  overlying  the  old;  reeds,  ferns  and  swamp  grasses 
n  beary  tufts ;  and  tree  and  shrub  roots  and  stumps,  in  all  stages  of  decay, 
rtieb.  in  some  swamps  predominate  over  all  other  materials;  shells  and 
'ira  fragments,  forming  Isyers  of  marl  out  in  the  center  where  lake  con- 
*n«a  prevailed  for  a  time;  diatomaceous  earth  formed  under  similar 
additions;  fine  sediments,  which  have  been  washed  in  and  entangled 
m  the  vegetable  mat.     These  in  various  combinations  occur  giving  many 


Tpas  of  fresh  water  swamp.  The  peat  and  other  dense  vegetation  often 
lorn  a  Hating  mat  overlying  depths  of  stagnant  water  (see  Fig.  27a).  Fine 
Tfiimints  and  decaying  organic  matter,  saturated  with  water,  and  covered 
■ith  a  mat  of  growing  plants,  may  form  treacherous  quicksands.  Highway 
■ahankments  sometimes  sink  out  of  sight  when  built  across  seemingly 
■nag  swamp  surfaces. 

Tidal  Salt  Marches  (see  Fig.  27b)  differ  in  many  ways  from  fresh  water 
■mps,  but  may  offer  somewhat  similar  difficulties  to  the  highway  engineer. 
Tat  depth  of  swamps  can  be  tested  by  simply  pushing  down  a  sharp  iron 
led.  Their  character  is  tested  by  driving  down  a  pipe,  and  obtaining  a 
con,  but  the  sample  are  very  much  compressed. 

PHYSICAL  GEOLOGY 
10.    Folds,  Joints,  Faults 
Tat  stiuuiuias  described  in  this  article  are  to  be  expected  in  all  rooks 
arring  a  definite  laminated  or  bedded  structure,  including  gneisses,  schists, 
sates,  and  all  the  sedimentary  rocks;  as  well  as  igneous  bodies  of  sheet-like 
*■»,  dikes,  aula  sod  surface  flows.      For  simplicity,  the  sedimentary  nomen- 


clature  will  be  employed  in  this  discussion.  Let  the  block  diagram  (sac 
Fig.  28)  be  so  oriented  that  the  horiiontal  edges  of  the  block  lie  eaet  and 
west,  north    and  south.     The  strata  composing  the  western  part  A  of  the 


block  lie  horiiontally.  They  illustrate  the  structures  of  plains  and  plateaus. 
The  eastern  two-thirds  of  the  block  represent  folded  strata,  with  much  or 
the  folds  eroded  away. 

Dip.    The  inclination  of  a  tilted  stratum  is  called  the  dip.     It  is  the 

angle  included  between  the  tilted  bed  and  the  horiiontul ;    and  is  described 

in  terms  of  the  angle  of  tilt  and  the  direction  toward  which  the  bed  slopes 

down.     Thus  the  dip  of  stratum  k  (see  Fig.  28),  is  30°  East.     The  dip  ia 

measured    by    means    of   a  clinometer,  which   ocm- 

v  pendulum.  The  protractor  is  set  with  its  straight 
II  diameter  parallel  to  the  dip  (see  Fig.  20)  and  the 
<y  angle  of  dip  is  read  by  means  of  the  pendulum. 
ra  Strike  is  the  direction  traced  by  the  dipping; 
j?  stratum  when  intersected  by.  a  horiiontal  plane. 
It  would  be  the  line  of  outcrop  of  the  bed.  if  the 
Fig.  29  earth's  surface  were  horisontsi.     Strike  is  read  with 

the  compass,  in  terms  of  angular  departure  from 
north.  Thus,  in  Fig.  28,  the  strike  of  the  outcrop  of  J:  is  North  21s  East. 
The  figure  shows  that  beds  with  Very  different  dip  may  have  the  same  strike. 
Axis,  Limb,  Anticline,  Syncline,  Monocline.  The  central  line  of  a  fold  is 
called  the  axis  (see  Fig.  32.  aa).  Tho  sides  or  Banks  of  the  fold  are  called 
the  limbs.  An  anticline  is  a  fold  formed  by  upward  arching  of  the  strata 
(see  Fig.  28  B).  A  syncline  is  a  trough-like  (old,  whose  beds  are  bent  down- 
ward (see  Fig.  28.  C).  Monocline  is  a  conveniei 
to  denote  strata  dipping  in  one  direction. 

Variations.  Folds  are  almost  never  symmetrical.  The 
dip  is  usually  steeper  on  one  side  of  the  axis  than  on  the 
other  (see  Fig.  28).  One  limb  is  often  longer  than  the 
other.    The  axis  is  rarely  straight,  for  the  fold  as  a  whole 

follows  a  sinuous  course.     The  axis  is  seldom  horiiontal,         ;fci3r    a  b  An^ 
but  inclines,  and  the  angle  of  its  inclination  from  the         ja  o[  pi^j, 
horiiontal  is  called  the  fitch  (see  Fig.  30A).     All  folds 

at  the  surface  of  the  earth  are  eroded.  Mountains  and  valleys  depend  not 
on  their  structure,  but  upon  baldness  of  rock.  Thus,  in  Fig.  28,  k  and  p 
are  monoclina!  mountains,  c  ia  an  anticlinal   mountain,    s  is   a   synciiiml 
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Fig.  31 


Bantam,  6,  d  and  /  are  monoclinal  valleys,  h  is  an  anticlinal,  and  m  a 
ffif&nal,  valley.  There  is  no  synonomy  between  anticline  and  mountain, 
fl  line  and  valley.  A  hard  rock  of  gentle  dip  develops  during  erosion  a 
nde  slope  on  the  dip  side,  where  the  softer  beds  were  washed  away  from 
h  "uface.  and  a  steep  slope  where  its  uptilted  edge  juts  out.  Such  a  moun- 
Ut  u  railed  a  cuesta  (see  Fig.  28,  k). 

fare  tat  Three  Common  Methods  of  Solving  Folds.  1.  The  Dip 
Method.  Take  the  dips  of  a  given,  recognizable  stratum  at  several  suc- 
amve  outcrops,  as  in  Fig.  28:  (a)  If  the  dips  incline  away  from  each  other, 
■a  B,  the  fold  is  an  anticline;  (b)  if  the  dips  incline  toward  each  other,  as 
■  C,  the  fold  is  a  syncline. 

2.  The  Succession  Method.  Determine  the  relative  age  of  two  or 
bor  recognizable  beds  or  formations.  Then,  in  Fig.  31,  let  (1)  be  the 
fittest  (lowest  rock  formation) ;  (2)  the  middle; 
t&d{3)  the  youngest  (highest).  Figs.  28  and 
31  abow  that  (1)  in  crossing  eroded  anticlines, 
tk  oldest  bed  occupies  the  axis  of  the  fold, 
ad  the  succession  in  going  from  margin  to  axis 
**  margin  is,  from  younger  to  older  to  younger; 
P/ia  crossing  an  eroded  syncline,  the  youngest 
W  occupies  the  axis,  and  the  succession  is 
fan  older  to  younger  to  older. 

I  The  Topoobaehig  Expression  of  the 
Bunco  Fold.     This  is  especially  useful  when  the  fold  pitches.     A  pitching 
■tttfcne  erodes  to  a  parabola-shaped  outcrop  pointing  with  the  pitch,  A, 

Fig.  30.  A  pitching  syncline  erodes  to 
a  parabolic  outcrop,  the  apex  pointing 
opposite  the  pitch,  B.  If  the  rocks  are 
of  alternate  hard  and  soft  beds,  a  very 
common  case,  then  (1)  the  anticline  weath- 
ers into  a  parabola-shaped  outcrop  hav- 
ing the  steep  slope  on  the  inside  of  the 
curve,  the  gentler  slope  on  the  outside; 
and  (2)  the  syncline  has  the  steep  slope 
on  the  outside  and  the  gentle  slope  on  the 
inside  of  the  curve.  See  Fig.  32.  This 
is  especially  useful,  not  only  in  the  field,  but  in  determining  struc- 
*■*  by  means  of  topographic  maps. 

b  Determine  the  Relative  Ages  of  Beds:  (1)  If  one  bed  is  clearly  seen 
fetvertie  another,  the  upper  bed  is  the  younger.  This  method  is  not  ap- 
PkaUe  with  confidence  because}  of  the  overturning  of  folds  in  regions  of 
Bz&gj,  folding  and  faulting.  (2)  Fossils,  which  are  remains  or  impres- 
■*a  of  organisms  in  the  sedimentary  rocks  are  often  definitely  character- 
■*  of  a  given  age,  and  the  relative  ages  of  strata  can  be  determined  by 
Justifying  their  fossil  content.  (3)  If  the  pitch  of  a  fold  be  recognized, 
tfc  younger  beds  are  always  encountered  successively  in  walking  toward 
°**4*ection  of  pitch.  The  older  beds  are  always  met  with  in  going^  away 
*^»  the  pitch.  This  rule  holds  whether  the  fold  be  anticlinal  or  synclinal, 
**i  m  especially  useful  in  complex  countries. 

-  !■■■■  are  the  cracks  or  fractures  that  traverse  rocks.  They  are  present 
**3  rocks  of  the  earth's  crust.  They  generally  exist  in  somewhat  orderly 
so  that  groups  of  joints  rudely  parallel  to  each  other  may  be 
in  three  systems:   Two  sets  of  intersecting  joints  approximately 
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vertical,  and  a  group  approximately  horizontal.  They  are  most  numero 
near  the  surface,  and  tend  to  die  out  downward,  so  that  larger  blocks  i 
encountered  in  depth.  They  are  a  controlling  factor  in  all  quarryi 
operations,  for  the  shape  and  size  of  available  blocks  are  determined  p 
marily  by  the  joints. 

Occasionally  joints  are  placed  with  great  regularity,  especially  in  igneous  rocks, 
thick  bedded  sedimentary  rocks,  thus  permitting  the  extraction  of  well  shaped  dim 
■ion  blocks.  Irregularity  of  system  is  the  rule,  however,  and  few  exposures  of  * 
are  fit  for  building  stone  quarries,  even  when  of  the  proper  rock  quality.  Regular  i 
favorably  spaced  joints  are  a  condition  wholly  rssnntisl  to  good  building  stone  qi 
ries,  but  irregular  and  numerous  joints  are  favorable  to  extraction  of  rock  for  crush! 
Joints  facilitate  movement  of  ground  waters,  and  h.nce,  the  weathering  of  ro 
They  reduce  the  cohesion  of  rock  mnssrw,  and  favor  landslides. 

Sheeting  in  Gran'tes.  A  system  of  nearly  horizontal  joints  tending  to  be  pan 
to  the  hQl  surface  traverses  most  workable  granite  misses  In  the  quarry  these  jo 
appear  to  divide  the  rock  into  flat  sheets;  but  the  fractures  curve  slightly  and  in 
sect  each  other,  so  that  the  sheets  are  lens-shaped.  The  importance  of  the  lentfc 
form  lies  in  the  fact  that  as  the  lenses  overlap,  the  thin  edge  of  one  lies  upon  the  thi 
part  of  another,  giving  the  quarry  rock  a  variable  thickness.  Thus,  large  and  a 
blocks  may  be  extracted  at  will.  As  a  rule  the  sheets  are  thinnest  near  the  top  ol 
quarry. 

A  Fault  is  the  displacement  of  rocks  along  a  fracture.  Several  type 
faults  are  illustrated  in  Figs.  33  and  34.     It  is  not  necessary  for  the  high 

engineer  to  solve  a  fault,  as  to  amount  and  di 
tion  of  displacement,  but  it  is  necessary  for  hi] 
know  some  of  their  effects,  and  be  able  to  reooi 
their  presence.  Only  matters  of  importanc 
the  highway  engineer  will  be  treated.  The  i 
in  a  fault  zone  may  be  polished  and  striate 
Fig.  33.    Normal  Fault       the  gliding  of  the  rock  surfaces  during  disp 

ment.     This  is  called  suckbnsidinq.     Not 
is  the  plane  of  principal  displacement  slickensided ;  many  adjacent  p 
of  minor  movement,  parallel  to  the  main  fault  plane,  are  usually  pot 
also.     Faulting  often  crushes  and  shears  the  rocks 
in  the  plane  of  greatest  movement.     The  crush 
zonk  may  vary  from   a  few  inches  to   100  ft  or 
more  in  Width.     It  may  also  be  accompanied  by 
many  minor  parallel  displacements,  often  slicken- 
sided.    The  fault  plane  may  be  filled  with  a  very 
fine,  unctuous  clay-like  material  called  gougb.     It 
may  be  washed-in  clay,  or  finely  ground-up  rock,       "*"•  •*•    Thrus*  1 
due  to  extreme  crushing,  or  weathering  products 
in  the  fault  plane,  or  any  mixture  of  these.     The  fault  tone  favors  the  i 
ment  of  ground  waters,  and  thus  extensive  weathering  of  rock  in  the 
part  of  a  fault  zone  and  precipitation  of  material  deeper  down  axe 
expected.     When  the  fragments  in  the  crush  sone  have  been  cement 
gether,  they  form  a  rock  called  fault  breccia. 
From  the  above,  it   is  seen  that:   (1)  Faults  are  very  favorable   to    lsuv 

(2)  extensive  seepages  are  to  be  looked  for  along  fault  zones,  especially  in    tun 

(3)  rock  along  fault  zones  is  apt  to  be  weathered  and  stained,  and  unfit  i 

(4)  dimension  blocks  cannot  be  obtained,  as  a  rule,  near  faults;  (5) 
ened  by  faulting  give  great  trouble  in  tunneling,  and  may  require 
timbering. 

Faults  may  be  Recognized:    (1)  By  observing  the  displacement  of  the  rod 
if,  failure  of  beds,  dikes,  etc,  to  match  on  the  two  sides  of  a  fissure;     (2)   l>y 
sides,  crush  sones,  breccia,  day-gouge  filling,  etc;    (3)  by  topographic  fcait  uu 
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Fig.  35 


a  fe  fnlt  scarp,  or  diff  due  to  displacement,  or,  if  it  has  been  wholly  eroded 
a*j,  u  k  fwmmonly  the  ease,  (a)  valleys  may  develop  along  the  weak  rock  caused 
fefefcmg, and  these  valleys  often  cut  across  the  strike  of  the  rock,  (b)  cliffs  due  to 
assspof  hard  rock  may  be  abruptly  offset  by  faults,  as  shown  in  Fig.  85.  See  also 
tot  li  and  16.  Valleys  develop  along  these 
«*e\  ai  m  (a),  giving  an  easy  grade  up  the 
*■  Roads  and  railroads  are  frequently  lo- 
ad m  One  fault  lines. 

1L    Streams 

Tssag  Riven,  upon  a  newly  uplifted  or 
laoontainoufi  surface,  develop  the  follow- 
■I  characteristics:  (1)  A  deep  narrow 
*fer,  V-shaped  in  cross  section,  the  river 
■spying  the  whole  of  the  valley  floor;  (2)  as  steep  a  gradient  as  the 
topography  permits,  and  as  rapid  a  flow  as  the  gradient  causes;  (3)  falls 
*d  rapids,  where  the  river  passes  from  a  hard  rock-bed  to  one  of  softer 
**k  (4)  lakes  and  swamps;    (5)  usually  a  very  irregular  course. 

baqacs  of  such  streams  are:  The  Niagara  River  system  with  the  Great  Lakes, 
**-  apidft,  and  gorge  along  its  course;  the  Columbia,  Snake  and  Colorado  Rivers 
■**  (*•>  branches;  nearly  all  mountain  streams.  Young  streams  afford  practically 
'  fe  water  power  m  the  world.  Their  narrow  deep  valleys,  their  lakes,  and  their 
Bsdy  Banted  water-sheds  make  them  easy  to  dam  and  control  for  water  supply, 
"t  ads]  rock  floors  of  most  young  streams  are  favorable  to  the  location  of  bridge 
feTa*  rapid  current,  especially  if  the  river  is  wide  or  deep,  may  give  trouble, 
*■*■»  iwriiug  to  be  rroanriri  by  a  single  bridge  span.  Roads  along  the  sides  are 
"JBafly  ]fcbfe  to  creep,  landslide  and  seepage  nuisances,  and  necessitate  the  most 
■**  rtsdy.  See  Art.  12  and  13. 
attars  Rivera.  Given  time  enough,  the  young  river  will  (1)  cut  down 
■  iBey  bed  until  it  has  just  sufficient  slope  to  flow,  and  (2)  will  widen 
"Tsncy  floor  by  undercutting  its  banks,  until  the  mature  river  presents 

the  following  characteristics:  (a)  A 
broad  open  valley,  with  gently  sloping 
sides;  (b)  a  comparatively  gentle  and 
regular  gradient;  (c)  a  meandering 
course,  in  which  the  size  or  radius  of 
the  meander  curve  bears  a  general  con- 
stant relation  to  the  volume  of  the 
stream;  (d)  a  flood  plain,  floored  with 
alluvium,  and  often  swampy;  (e)  natu- 
ral levees,  as  described  below;  (f) 
shoals  and  bars;  (g)  cut-offs  and  oxbow 
lakes;  (b)  a  well  developed  system  of 
tributaries. 

Meanders  and  Crossings.  The  river 
undermines  the  concave  or  outside  bank 
of  a  meander  (see  Fig.  36,  A  and  F), 
causing  falls  of  material,  which  the 
stream  gradually  erodes  and  carries 
away.  Thus  the  meander  is  enlarged 
gradually  (see  Fig.  36,  dotted  line). 
The  undercutting  continues  downstream 
from  the  meander  curve  along  the 
A  B  and  E  F.  Meanders  and  «"»«  bank.  Roads  located  on  the  un- 
C  D,  Crossing  dercut  bank  are  subject  to  destruction 
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especially  in  time  of  high  water.  They  should  either  avoid  running  too  close 
to  the  bank,  or,  as  this  is  very  often  impossible,  should  be  protected  fron 
undercutting.  The  bank  'may  be  faced  with  cobbles.  Riprap  too  heavy  foi 
the  river  to  displace  may  be  dumped  along  the  foot  of  the  bank.  The  ban] 
may  be  faced  with  brushwood  or  piling,  or  sodded  with  tough  stout  grass 
Bank  protection  is  a  complex  subject,  and  the  engineer  is  referred  to  the  ez 
cellent  work  of  Thomas  and  Watt  (14)  for  details.  The  channel  is  deepes 
and  the  current  strongest,  near  the  undercut  bank,  (see  Fig.  36,  arrows).  Th 
opposite  or  convex  bank  of  a  bend  is  the  scene  of  deposition  by  the  river.  A 
the  meander  enlarges,  the  entire  river  channel  shifts,  moving  both  outwar 
and  downstream,  as  shown  in  Fig.  36,  dotted  lines.  The  convex  bank  is  thi 
built  or  added  to,  while  the  concave  bank  is  being  eroded.  As  two  adjaoei 
meander  curves  enlarge,  they  approach  each  other,  until  only  a  narro 
neck  of  land  separates  them.  This  isthmus  may  be  broken  thru,  and  tl 
river  then  runs  directly  across  the  neck;  the  abandoned  channel  remau 
as  a  meander-shaped  oxbow  lake  (see  Fig.  37,  A).     This  is  only  one  < 

the  methods  by  which  matu 
rivers  shift  their  channels,  ai 
the  change  often  produces  se: 
ous  economic  effects.    In  pai 
ing  from  one  bend  or  me&nd 
into  the  next  bend,  the  rh 
that  was  undercutting,  say, 
left  bank  must  now  erode 
right  bank.    Thus,  the  ent 
current   must   cross  the  rii 
from   the   left   undercut  ba 
where  it  was  concentrated, 
the  right  bank,  (see   Fig. 
arrows).     The  straight  part 
the  river's  course  between  two  bends  is  therefore  called  the  crossing. 
is  shallower  than  the  bends,  and  tends  to  develop  shoals.     Bridges  are  of 
built  at  crossings. 

Deposits.  The  transporting  power  of  running  water  varies  as  the  so 
power  of  its  velocity.  Thus,  if  its  speed  be  doubled,  its  carrying  po 
will  be  increased  64  times,  and  a  slight  diminution  of  rapidity  will  ci 
the  immediate  deposition  of  sediment.  The  beds  of  young  hillside  stre 
are  commonly  floored  with  gravel  and  boulders  which  they  can  only 
along  in  time  of  freshet.  Such  gravels  are  often  available  for  road  ma 
in  the  main  valley  below.  When  mature  rivers  in  broad  valleys  ovei 
their  banks,  they  drop  their  coarsest  d6bris  close  to  the  bank,  where 
speed  was  first  checked.  Silt  is  carried  farther,  and  laid  down  along 
flanks  of  the  valley  floor  in  quiet  water,  away  from  the  main  chaj 
This  happens  repeatedly,  so  that  the  coarse  deposit  near  the  street 
built  up  into  a  ridge  or  retaining  wall,  higher  than  the  rest  of  the  vi 
This  ridge  is  called  a  natural  levee  (see  Fig.  37,  B  B).  In  parte  o: 
southern  Mississippi  valley,  roads,  railroads  and  houses  are  built  or 
natural  levee,  for  the  rest  of  the  flood  plain  is  swampy.  In  general, 
plain  deposits  are  alternating  beds  of  gravel,  sand,  silt,  clay  and 
remains,  stratified  and  often  cross-bedded.  They  form  level  lands-. 
adapted  to  highways,  and  their  variable  character  makes  it  often  po 
to  open  gravel  and  sand-pits,  develop  local  clay  beds,  etc,  for  road  mate 
The  lower  courses  of  long  river  valleys  lack  the  coarser  grained  d 
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frdaita  lands  of  the  Mississippi  and  the  Colorado  Rivers,  for  example, 
stain  only  the  finest  silts.  Rock  for  road  making  must  be  brought  from 
t&t&Dce  to  such  places.  Bed-rock  often  lies  very  deep  in  a  mature  river 
9ky,  and  the  alluvium  forms  the  only  available  base  for  bridge  piers. 
fa  a,  however,  often  dense  and  well  compacted,  but  quicksands,  slippery 
«y  beds  and  copious  movements  of  ground  water  are  all  to  be  expected. 
h  tadjges  of  'any  size,  deep  wash  borings  should  be  taken  to  test  the  ground. 
fcftg  is  not  infrequently  used  in  soft  or  swampy  ground.  In  planning 
lata,  it  is  always  well  to  cross  stream  valleys  at  right  angles  when  possible. 

ilrrial  Cones.  A  young  stream  emerging  abruptly  upon  a  plain  or  larger 
*fcy  finds  ita  speed  checked,  and  so  drops  sediment.  It  thus  builds  up 
tooae-shaped  dump  heap,  sloping  outward  from  the  mouth  of  the  young 
ttcam's  canyon.  The  coarsest  debris  forms  the  apex  of  the  cone,  and  the 
faer  alts  are  washed  out  to  the  margins.  The  stream  often  sinks  thru 
fc  coarse  gravels,  and  vanishes,  only  to  re-issue  at  many  springs  where 
s  percolates  down  to  the  finer,  more  impervious  silts  at  the  margins.  This 
fcpait  18  called  an  alluvial  cone. 

Beams.  Rivers  entering  lakes,  seas,  or  larger  streams,  may  deposit 
4ar  load  so  as  to  form  a  flat-topped,  cross-bedded  deposit  called  a  delta. 
1st  stream  breaks  up  into  minor,  diverging  channels  on  the  delta,  and 
■A  builds  a  finger-like  extension  of  the  delta.  But  waves  and  shore 
ttze&ts  may  greatly  modify  the  typical  delta  form.  The  materials  will  be 
■arsest  near  shore,  and  in  the  stream  channels;  finest  farther  out,  and 
ssf  the  bottom.    See  also  Art.  9,  glacial  deposits. 

12.    Underground  Waters 

Gfsmnd  Water  is  the  water  which  sinks  into  the  earth  and  moves  thru 
carlo  and  pores  in  soil  or  rock. 
Pnsergrottnd  Reservoirs  are  cavities  holding  water.  They  include: 
2i  Pores,  due  to  original  space  between  grains,  gas  bubbles  in  volcanic 
flows,  pores  made  by  solution  or  by  washing  out  of  fine  particles 
among  coarser  grains;  (2)  cracks,  due  to  joints,  faults,  rock  cleavage, 
cleavage,  bedding  and  schistosity  planes;  and  (3)  caverns  resulting 
*ibi  removal  of  rock  matter  in  solution.  Any  water-bearing  stratus  or 
fere  is  termed  an  aquifer. 

K^reaenta.  Ground  water  moves  thru  the  pores  in  the  rocks,  and 
**xg  mil  fissures  or  cracks.  It  moves  more  rapidly  thru  larger  cracks, 
pores,  straighter  pores;  and  more  slowly  thru  thinner,  smaller  or 
tortuous  openings;  faster  thru  sheet-like  cracks  than  thru  tube-like 
It  moves  relatively  faster  on  steep  slopes  and  when  nearer  the 
serfaer  than  thru  level  lying  material  or  when  deeper  in  the  earth.     The 

•«er  moves  first  directly  downward,  until  

a  oepth  is  reached  at  which  the  earth  is  ^r**T*CI-I^ 

assented.   This  is  called  the  ground  water  ^Si+-*fal~  iL\ 

**na,  G.  W.  L.     In  region  A  (see  Fig.  38),  sS7'ffl '/  J    I     \ 

it  axraes  more  rapidly,  and  the  G.  W.  L.  is     %^^^/y  *J  /      \ 
t«v«*    In  B  it  moves  more  slowly,  and  so     assESESSBslasss^BiSBSBSSEssI 

r*etup.   Thus  the  G.  W.  L.  roughly  follows     *• A «t»— -&.--. «J 

tW  *oatonr  of  the  hill.     The  arrows  give  not  Fig.    38 

r**5r  the  direction  of  movement,  but  their 

lc*7tb a  proportional  to  the  speed  of 'the  flow.     Along  impervious  surfaces 

t^»*  lateral  movement,  even  if  the  surface  is  horizon  t~.    In  Fig.  38 
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Fig.  41 


spring  or  seepage  will  develop  at  S.  The  direction  of  flow,  primaril 
controlled  by  gravity,  is  influenced  also  by  (1)  the  dip  of  porous  bed 
(2)  the  presence  and  arrangement  of  impervious  layers,  (3)   the  positio 

of  joints,  tubes  and  other  fairly  open  passageways,  (4)  ti 
arrangements  of  grains  in  a  bed.  Most  sand  grail 
have  a  longer  and  a  shorter  axis.  When  deposited,  ths 
tend  to  lie  with  their  longer  face  horizontal  (see  Fig.  39 
Thus  they  offer  fairly  continuous  horizontal  passages  f< 
the  water,  but  render  vertical  movement  difficult.  Sin 
ground  water  moves  faster  in  open  fissures  than  in  smi 
tortuous  pores,  any  open  crack  will  drain  the  water  out 
the  porous  matter  surrounding  it.  The  G.  W. 
L.  is  lowered  locally  by  such  drain.  Thus  a 
swamp  can  be  drained  by  cutting  ditches  in  it. 
Road  cuts  on  hillsides  lower  the  G.  W.  L.  in 
their  neighborhood.  Fig.  40  shows  original  G. 
W.  L.  at  a.     The  cut  and  fill  lowered  the  G.  W. 

L.  to  b,  and  the 
drain   lowered  it 
to  c.     Joint  and 
fault  planes  facili- 
.  tate  ground  water 
movements,  and  become  great  avenues  tl 
•which    the   water   moves.      In    regions 
crystalline  rocks,  as  in  Maine,  these  cracks  are  a  considerable  source 
water  supply  (see  Fig.  41  by  M.  L.  Fuller). 

Porosity  of  Sand  and  Gravel.  Beds  of  gravel  and  sand  have  30  to  50%  pore  sp 
and  readily  permit  the  passage  of  water.  Gravel  transmits  water  about  35  timei 
fast  as  does  fine  sand.  The  finer  the  grain  of  the  sediment,  the  slower  is  the  nx 
ment  thru  it.  A  fairly  coarse,  pure  sand  will  permit  ground  water  movements  n 
than  100  times  as  rapid  as  are  possible  thru  sand  mixed  with  clay.  In  the  field, 
amount  of  water  that  can  drain  away  thru  a  given  soil  will  depend  not  so  mud 
the  percent  of  voids,  as  on  the  relative  sizes  of  gram,  and  the  quantity  of  each 
present.  But  the  slope  of  soil,  the  proximity  of  ponds  or  streams,  feeding  the  soi 
seepage,  the  presence  of  some  easy  avenue  of  escape,  like  a  cut,  are  among  the  ru 
modifying  influences.  Schlichter  has  measured  flows  as  rapid  as  96  ft  per  day  in 
sandy  soil  of  southern  Long  Island,  the  average  near  the  surface  being  5  to  15  (1 
day.  But  no  given  figures  can  be  taken  as  a  guide  except  for  the  place  where  ' 
were  obtained.  Gravels  and  clean  sands  can  be  regarded  as  very  porous  subotai 
clays  as  impervious,  and  other  mixtures  judged  by  their  observed  behaviors. 

Porosity  of  Rocks.  Sandstones  and  conglomerates  are  often  porous,  even  tc 
extent  of  15%  of  their  bulk.  Shales  and  days  are  even  more  porous,  but  their  ] 
are  so  very  small  and  tortuous  that  water  movements  in  them  are  very  slow.  H.< 
days  are  ranked  as  impervious  material.  But  shales  and  slates  are  strongly  cle 
and  jointed,  and  may  contain  much  water  moving  thru  these  larger  openings,,  ea 
when  these  become  choked  with  clay.  Limestones  are  usually  dense,  but  ma 
porous,  especially  in  certain  granular  and  shell-rock  varieties.  Water  in  limes* 
moves  along  joints  and  bedding  planes.  These  crevices  become  enlarged  by  sol: 
(see  Fig.  44).  Channels  like  little  valleys  branch  across  bedding  surfaces.  In 
the  cavities  may  enlarge  until  great  caverns,  like  Mammoth  Cave  are  formed. 
cavities  maj^coUapse  under  load,  causing  settling  of  bridge  piers,  etc  In  lime 
countries  the  rock  should  be  explored  for  evidence  of  cavities  before  building 
heavy  structure.  Drilling  should  be  resorted  to  in  the  case  of  very  large  founda 
but  for  small  structures  a  study  of  the  outcrops  will  probably  reveal  any  serious  i 
ness.  Crystalline  rocks,  igneous  and  metamorphic,  contain  water  only  in  their  fra 
planes.  Their  pore  space  ib  usually  very  small.  Marbles  are  rarely  porous*  \ji 
rabject  to  solution  as  are  limestones. 
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Seepages.  A  seepage  is  the  quiet  emergence  of  water  along  some  rather 
vnave  tine  or  surface,  as  contrasted  with  a  spring  whose  water  emerges 
*n  *  single  spot.  The  term  also  refers  to  movement  of  water  beneath 
t  surface,  as  the  seepage  from  soil  into  a  lake  or  stream.  Ground  waters 
ore  downhill,  and  concentrate  in  valleys,  so  that  the  G.  W.  L.  is  often 
ever  the  surface  in  the  valley.  But  the  reverse  may  be  true  if  the  valley 
deeply  filled  with  very  porous  alluvial  deposits.  A  swamp  develops  when 
»  G.  W.  L.  is  just  at  the  surface.  The  surface  stream  in  the  valley 
ay  have  cut  its  trench  down  to  or  below  the  G.  W.  L.  In  this  case,  the 
■aeral  movement  law  provides  that  the  ground  water  will  seep  into  the 
r.er.  increasing;  its  flow.  If  the  river  has  not  cut  to  G.  W.  L.,  the  river 
oier  tends  to  sink  into  the  ground  to  join  the  ground  water.  The  river 
1  tiren  very  apt  to  be  intermittent,  flowing  only  in  times  of  great  supply, 
iatlarly,  lakes  and  ponds  may  either  feed  the 
nund  water  body,  or  be  fed  by  it,  according  to 
*  relative  levels  of  lake  and  G.  W.  L.  (see  Fig.  42). 
jwind  water  moves  thru  porous  material,  and  along 
^pervious  matter.  Hence,  seepage  may  occur  wher- 
*?r  an  impervious  bed  crops  out  on  the  downslope 

ii«.  Underneath  a  cover  of  transported  soil,  especially  glacial  drift,  the 
Lionel  wat*r  will  often  concentrate  along  the  impervious  bed-rock  surface. 
Seepage  will  occur  where  this  surface  slopes  downhill,  and  is  laid  bare  by 
aataral  or  artificial  cuts.  The  amount  of  seepage  depends  upon  rainfall, 
iepth  of  soil,  slope,  area  involved,  etc.  Seepages  develop  where  porous 
(and  is  under'.ain  by  impervious  clays.  Often  the  presence  of  the  clay  is 
Ktealed  by  the  numerous  seepage  springs  arising  from  the  contact.  In 
day  pits  these  often  give  trouble.     See  Art.  8. 

Springs  are  classified  as  artesian  springs,  which  rise  to  the  surface 
Oder  head,  forced  upward  by  the  pressure  of  confined  ground  waters, 
ascending  from  higher  levels;  and  gravity  springs,  those  which  simply 
**e  where  the  exposure  of  a  water-bearing  stratum  gives  upon  the  surface 
'■*  Fig.  38) .  They  have  also  been  classified  as  seepage  springs,  tubular 
•twos  and  fissure  springs.  Seepage  springs  are  merely  those  seepages 
*%Kh  issue  from  a  small  definite  area.  The  water  will  follow  any  irregular- 
*•  that  chance  to  form  natural  channels  in  the  surface  along  which  the 

water  moves,  such  as  clay  or  hard  rock, 
and  so  may  emerge  at  a  definite  point. 
Tubular  springs  (see  Fig.  43)  are  formed 
in  two  ways:     In  loose  sediments,  clay 
or  glacial  drift,  water  may  wash  out  fine 
particles  of  clay,  forming  a  tubular  pass- 
age, which  may  either  be  hollow,  or  con- 
tain loose  sand  and  gravel.    These  pass- 
■€■  may  be  very  long  and  have  many  branches.     Tubular  solution  passages 
■*y  be  formed  in  limestones  in  the  manner  described 
******  (see  Fig.  44) .     Fissure  springs  occur  wherever 
*  Wnt,  fault  or  other  natural  rift  gives  upon  the  sur- 
k*  at  a  point  below  the  water-level  in  that  fissure 
^FiR.41). 

Vfccrt  a  Highway  Cat  breaks  into  water-bearing  strata, 
*M*j  develops  as  follows:  (1)  The  cut  may  intersect  the 

***<L  of  the  sofl  (see  Fig.  40).    The  G.  W.  L.  is  at  onee  lowered  in  the  neigh- 
^««i  of  the  eut,  and  water  will  seep  out  on  the  surface.    Ditches  and  und«™»«mnd 


Spring 


Fig.  43 


F5g.  44 


*h  ftaiss  «fU  take  care  of  the  water;  (2)  a  deep  cut  in  sandstones,  esr 
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the  dip  is  toward  the  road,  and  if  the  aandstone  is  confined  between  beds  of  im- 
pervious shale,  may  develop  damaging  seepages.  The  narrow,  sheet-like  solution- 
canities  in  limestones  are  far  more  numerous  than  the  great  caverns;  the  water 
movements  in  both  are  quite  the  most  rapid  known  for  underground  waters.  A  road 
cut  may  trench  one  of  these  underground  waterways,  and  liberate  a  stream  of  watet 
for  which  a -special  drainway  may  have  to  be  built.  See  Fig.  44.  Water  in  glacial 
drift  is  treated  in  Art.  9. 

Ground  Waters  Near  the  Surface  may  Freeze,  making  a  crust  of  i« 
some  feet  beneath  the  surface.     But  where  the  G.  W.  L.  lies  deeper,  say 

higher  up  the  hill  (see  Fig.  45),  the  frees 
ins  may  not  take  place.  If  now,  the  G 
W.  L.  be  raised,  the  water  under  the  ia 
crust  will  be  pressed  upon  by  the  greate 
height  of  the  water  column  in  the  unfroze] 
part.  This  will  cause  an  upward  hydro 
static  pressure  under  the  ice  crust  in  th 
valley  below,  perhaps  under  the  road 
bed.  If  the  crust  melts,  or  fracture* 
water  will  rise  under  pressure  to  the  surface.  There  is  no  cure  for  this  cor 
dition  save  to  provide  carefully  for  the  underdrainage  of  the  roadway  b 
any  standard  method.  The  rilled  broken  stone  trenches,  V-drains,  et< 
are  adequate  to  carry  off  the  water  and  relieve  the  pressure. 

Clay  Soil  over  Rock.  Fig.  46  shows  residual  colluvial  soil  or  clay  surfac 
covering  creeping  down  a  hill.  Ground  waters  move  readily  thru  broke 
rock  of  subsoil,  confined  between  clay  soil  above,  and  solid  bed-rock  b 
neath.  Under  ordinary  conditions,  water  will  not  rise  in  the  roadway,  bi 
when  storms,  melting  snow,  etc,  have  raised  the  G.  W.  L.,  water  will  develc 
head  or  pressure  under  the  subgrade,  rising  thru  the  somewhat  freer  ope: 
ings  afforded  by  the  broken  stone  roadway  and  by  the  fact  that  the  ahallo 
roadway  cut  has  removed  the  clay 
cover.  A  deep  draining-trench  with 
tile  or  broken  stone  at  the  hill-side  of 
the  highway  (see  Fig.  46)  solves  the  diffi- 
culty. A  V-drain  is  not  necessary. 
The  same  problem  will  arise  in  a  glaci- 
ated country  if  a  fairly  impervious  clay 
glacial  soil  overlies  a  sloping  rock  sur- 
face, along  which  seepage  may  take 
place  either  thru  sand,  or  rock  joints, 
or  even  upon  the  hard  rock  surface, 
where  concentration  of  ground  waters  will  wash  out  finer  particles  a 
make  passages  for  itself. 

Need  of  Roadway  Drainage  is  also  indicated  by  visible  springs,  c 
gullies,  which  hold  water  in  time  of  freshet,  close  proximity  to  water  bod 
whose  level  may  rise  and  change  the  G.  W.  L.  Under-drains  are  ] 
required  on  all  hillsides;  the  engineer  must  study  the  questions:  (1)  I 
the  cut  penetrated  below  the  G.  W.  L.,  and  (2),  is  the  G.  W.  L.  likely  to  i 
enough  to  injure  the  roadway  unless  underdrained? 


Fig.  46 


13.    Landslides  and  Related  Phenomena 

Few  geologic  conditions  are  a  more  constant  problem  to  the  high? 
engineer  than  the  possibility  of  slides.  Only  those  types  most  likely 
-  ""ect  highway  work  will  be  discussed. 
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Ida's  Classification  of  Slides,  translated  by  Ries  (13),  follows: 

ISoilslipa 
II  Earth  slide*  of  greater  magnitude  than  (1) 


Movement*  in- 
volving detritus 


Movements  involving   f  III  Rock  dipt 
■olid  rock  \ 

[  IV  Rock  fall* 

V  Compound  slides  with  respect  to  character  and  movement*  of  material* 

VI  Unclassified  and  special 


Geatral  Conditions  Affecting  Landslides.  Internal  conditions:  (1)  Phys- 
ni  condition  of  the  rocks;  (a)  crushing  strength  of  large  masses  of  the 
•aerial  involved,  (b)  tensile  strength  of  large  masses  of  the  material 
staked,  (c)  strain  conditions  in  the  rock  mass,  (d)  cohesion  of  the  rock 
asses,  (e)  presence  of  soft  layers,  either  as  beds  of  sediment  or  the  filling 
**  joints  and  fault  planes;  (2)  structural  conditions,  folding,  faulting, 
ftrong;  (3)  topographic  conditions,  oversleep  hillsides,  cliffs.  MacDonald 
22}  states  that  both  (la)  and  (lb)  vary  recording  to  the  strength  of  the 
■all  component  masses,  the  character  of  $he  jointing,  the  character  of  the 
adding,  and  the  fault  conditions. 

External  conditions:     (1)  Amount  and  character  of  ground  water,  its 

sstribution    and    movements;    (2)    readjustment  of  stresses  within  the 

•contains;     (3)  earth  tremors  set  up  by  earthquakes,  blasts,  passage  of 

siroad  trains,  etc;    (4)  freesing  of  water  in  rock  openings,  and  wedging- 

•*  of  rock  masses;    (5)  undercutting  by  streams,  or    oversteepening  by 

tafioal  excavations;   (6)  heavy  structures,  as  bridge  piers,  adjacent  to  the 

ttaration.  and  other  minor  causes. 

really  there  are  a  series  of  slowly  cumulative,  remote  causes,  such  as 

•a;  weathering,  undermining,  overloading,  etc,  which  continue  until  a 

*2*al  point  is  reached,  when  some  more  immediate  cause  may  start  the 

tfcg.     Shock  due  to  blasting  is  a  less  efficient  cause  than  is  usually 

*»»ed,  unless  the  blasting  be  right  against  the  slide  material.     Under- 

•se*;  or  oversteepening  and  overloading  are  causes,  not  only  important 

***ure,  but  also  are  produced  artificially  in  engineering  work.     Water- 

**ttng  is  the  most  widespread  of  external,  immediate  causes,  since  most  of 

^tRcorded  slides  have  occurred  after  heavy  rains. 

fan  steepening  and  Overloading  are  of  especial  importance  in  highway 
**l  An  excavation  removes  the  side  support  of  the  standing  rock  mass, 
■d  tabstitutes  atmospheric  pressure  for  the 
**»sre  or  support  of  the  mass  removed, 
fintopon  stresses  develop  in  two  directions 
**  Fig.  47),  a  downward,  and  b  hori- 
«*tauy  towasd  the  cliff.  Both  stresses  are, 
4  nerse,  due  to  gravity.  The  arrow  c  may 
*ment  the  resultant  of  the  two.  If  the 
**«ring  force  c  is  greater  than  the  cohesion 
«  tae  mass,  a  slide  will  occur.  MacDonald  (22)  calls  the  angle  between  the 
fearing  force  c  and  the  vertical  a,  the  angle  of  shear  or  angle  of  pull.  A 
•*f*  nearly  correct  expression  of  the  stresses  is  shown  in  Fig.  48,  in  which  FF 
Wad*  the  mass  which  will  slide,  separating  along  the  fracture  FF;  BB8, 
•a  original  profile;  CCC.  the  deformed  profile,  just  before  sliding;  and 
h  snows,  the  deformative  stresses,  as  modified  from  MacDonald  (22). 


Fig.  47 
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Fig.  48 


Soft  rocks  may  actually  bend  and  deform  under  the  pressures,  so  thai 
crest  of  the  cliff  may  sink,  the  face  bulge  forward,  and  even  the  bottoi 
the  excavation  may  swell  or  bulge  upward  before  the  slipping  be 
MacDonald  calls  the  zone  within  which  this  deformation  may  happen 

EXCAVATION  DEFORMATION.       It  varies 

the  height  of  the  cut,  character  of  i 
planes  of  weakness,  slope  of  original 
face,  ground  water,  etc.  The  angl; 
rest  is  the  angle  at  which  loose  m 
can  stand  without  sliding.  It  is  < 
30°  to  35°.  The  angle  of  slide  u 
Vf"  ^^-^f^^^  angle  at  which  a  given  mass    will 

B  ^^^^^^ — <^  sliding.    It  is  measured,  like  dip,  in  de 

departure  from  the  horizontal  and  de] 
upon  all  the  complex  conditions  disc 
in  this  Article. 
Type  I.  Creep  is  a  slow  natural  downward  movement  of  loose  material  on  hfl 
and  is  classified  under  Type  I.  Altho  slow,  its  universal  presence  and  serious 
quenoes  make  it  the  most  important  slide  movement  which  highway  engineers 
consider.  Causes.  (1)  When  water-soaked,  the  loose  matter  is  heavier,  better 
eated  and  more  plastic,  and  tends  to  slip  slowly  down  hill.  (2)  Freezing  wal 
pands  in  the  soil,  and  lifts  up  and  wedges  apart  the  pebbles  and  particles, 
frost  melts  and  seeps  away,  leaving  the  soil  mass  in  a  spongy  condition.  I 
packs  down  again,  but  every  particle  will  settle  a  little  downhill  from  where 
before  the  frost.  (3)  Percolating  ground  water  dissolves  material  out  of  the  a 
loose  rock,  increasing  the  porosity,  and  ths  subsequent  settling  or  packing  of  the 
mass  always  moves  the  matter  a  little  down  slope.  (4)  Springs  and  seepages  wj 
particles  (see  Art.  12  and  Fig.  43).  They  also  smooth  the  gliding  surfaces, 
many  ways  promote  creep.  Creep  may  bend  over  the  upturned  rock  strat 
depth  of  10  ft  or  more,  so  as  to  reverse  the  dip,  and  simulate  folding  (see  I 
Fig.  46).  Very  large  masses  may  be  moved,  exerting  great  pressure.  High-wi 
along  the  talus  slopes  of  cliffs,  or  on  the  creep  material  of  hillsides  are  mov 
the  creeping  matter.  Tracks  and  pipe  lines  are  displaced.  At  Virginia  Cits 
on  the  slopes  of  Mt.  Davidson,  the  first  water  mains  had  to  be  built  with  lo 
scoping  joints  to  allow  for  stretching  in  creep.  Near  Field,  B.  C,  the  Canadian 
Railroad  track  is  from  time  to  tim3  displaced  by  creeping  of  the  talus  slope  oi 
it  is  built.  Retaining  walls,  stripping  away  of  loose  material,  or  widening  0f 
eavation  may  be  necessary. 

Type  II.    Earth  and  Clay  Slides  are  sudden  and  rapid  movements.     Trie 
conditions  are  usually:   (1)  A  considerable  superincumbent  weight;   (2)  a  sdop« 
need  not  be  steep;  and  (3)  the  saturation  of  some  clayey  layers  with  water, 
lubricate  the  sliding  surface.     Clay  slides  occur  not  only  on  mountain  sides 
valleys  where  clay  terraces  stand  above  river  levels,  as  along  the  Connect! 
Hudson  Rivers.     A  steep  slope  is  not  a  necessary  condition.  \ 

Type  m.  Rock  Slides  are  the  type  most  frequently  mentioned  in  teoct-i^ 
engineering.  Rock  slides  are  conditioned  by  bedding,  cleavage  or  joint  j>lau 
ping  toward  the  excavation,  and  may  occur  on  a  small  or 
large  scale,  along  highway  or  quarry  cuts.  It  may  be 
necessary  to  cut  the  excavation  slope  to  coincide  with  the 
bedding  planes,  as  shown  in  Fig.  49.  Failure  of  bridge 
piers  may  be  caused  by  rock  slips,  if  the  rocks  under  the 
pier  foundation  dip  streamward,  and  contain  interbedded 
shale  or  clay  members.  The  pier  overloads  the  rock,  which 
slides  upon  the  lubricated  surface  of  the  wet  clay. 

Type  IV.    Rock  Falls  may  occur  on  any  steep  rock  face, 
if  the  conditions  stated  in  the  beginning  of  this  Article  are  favorable.     The  J 
corded  have  almost  all  been  connected  with  excavation  of  some  sort,  such 


— 'Iroad  cutting,   undercutting  by  streams  or  sea-waves.      The  excavation 
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ffrtiqwntwi  and  removal  of  support.  Heavy  rains,  frost,  and  earthquakes  are 
■C  the  other  recorded  external  causes,  while  joints,  faults,  clay  gouge,  weak  beds 
I  stosp  surfaces  are  recognised  internal  causes.  At  Frank,  Alberta,  in  1908,  a 
■  of  rock  about  H  mile  square  and  over  400  ft  thick  fell,  and  the  danger  of 
aw  falls  have  made  advisable  the  removal  of  the  town  of  Frank.  The  La  Pita 
tin  Culebra  Cut,  where  20  000  cu  yd  of  rock  were  displaced  along  fault  planes 
fated  by  seepage  is  another  example.  A  highway  built  along  the  foot  of  a  diff 
tnis  in  danger  from  rock  falls. 

1ft  ?.  Rock  Falls  may  Descend  upon  Loose  Material  and  start  the  latter  sliding, 
snood  sfides  present  no  more  complex  problem  for  the  engineer  than  do  the  types 
sly  considered. 

table  VI.— Slopes  to  Adopt  at  Different  Depths  for  Def ormable  Rocks 
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22 
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24 

18 
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90 

21 

16 

11 

10.8 
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4.0 

1.9 

100 

20 

14 

10 

10.2 

6.2 

8.9 

1.8 

Isnation  of  Table  VI.  MaeDonald  (22)  has  devised  a  table  of  slopes  that  are 
r  various  grades  of  weak  rocks,  with  allowance  for  joint'ng  and  shearing.  The 
given  in  lettered  columns  are  to  be  read  with  the  words  'on  10"  understood. 
"50"  reads  "slope  of  50  on  10."  (A)  Soft  and  weak  sandstones,  shales,  few 
men,  and  toffs,  which  wQl  deform  slowly  under  great  pressure.  Deformation 
i  rocks  Las  caused  swelling  ground  in  coal  mines.  (B)  The  same  rocks  as  A, 
th  medium  shearing  and  jointing.  (C)  The  same  rocks  as  A,  greatly  sheared 
inted,  or  dipping  toward  excavation.  (D)  Soft  volcanic  clay  rocks,  bedded 
toff,  lignitic  shales,  with  high  water  content.  Fine  to  medium  grained.  The 
eve  a  nvn:mum  of  Assuring  and  bedding.  (E)  The  same  rocks  as  D,  but  with 
tting,  assuring  and  bedding  of  average  rocks.  Most  of  the  slides  in  Culebra 
inimi,  have  occur  led  in  rocks  of  Hasans  D  and  E.  (F)  Any  extremely  soft 
sat  are  much  crushed  and  rendered  slippery  by  ground  water,  talcose  clays, 
ather  stronger  than  ordinary  creep  material. 

nse  eases  it  will  prove  economical  to  cut  the  slope  back  in  terraces  of  moderate 
each  higher  terrace  farther  back  than  the  one  below,  instead  of  nfH^g  one 


14.    General  Structure  of  the  United  States 

England  Province  (see  Fig.  50,  A)  consists  of  ancient  crystalline 

and   gneisses,  very  complexly  folded  and  faulted.      These  are  cut 

je  and  small  igneous  intrusions  of  many  different  ages,  some  pre- 

the   period  of  mctamorphism,  others  of  later  date.     Hence  New 

d  is  a  great  source  of  granite.     The  complex  structure  is  in  part 

for  the  irregular,  rolling  topography  of  rounded  hills  rising  gradually 

the  northwest  to  about  3000  ft.     Patches  of  more  recent  rocks  are 

I  or  infaulted  in  the  crystallines,  and  develop  special  topographic 

I  conditions.     The  Boston  Basin,  Al,  is  an  infaulted  patch  of  soft. 
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eJcarwus  shales.    At  Narragansett,  A2,  is  an  infaulted  patch  of  coal* 
burin*  shales.    Both  of  these  have  conditioned  a  flat,  low-lying  country 
«fe»e  principal  relief  is  due  to  hills  of  glacial  drift.     Two  great  north  and 
sath  valleys,  the  Connecticut  and  the  Housa tonic,  have  developed  along 
tie  strike  of  belt*  of  weak  rock  downfaulted  into  the  crystallines.     The 
Cennerticut  valley  lies  for  100  miles,  on  a  belt  of  shales  and  arkoses,  dipping 
Ntfw&rd.  striking  north-south,  and  so  developing  long,  low  ridges  and  flat, 
•ifc  valleys.    Rising  above  this  level  are  intrusive  and  extrusive  sheets 
tf  diabase,  which  develop  striking  north  and  south  ridges,  locally  called 
ttnntains,  such  as  the  Holyoke  Range.     These  are  a  great  source  of  trap; 
bwnstone  is  quarried  from  the  arkoses  (see  Fig.  50,  black  area).     The 
Housatoaic  valley  is  an  infaulted  belt  of  limestone,  and,  like  the  Connec- 
ting hag  developed  a  flat,  broad  lowland  between  high  ridges  of  crystallines. 
It  ■  an  isolated  part  of  the  Newer  Appalachians.     The  soils  of  New  Eng- 
had  are  mainly  glaciaL     Several  minor  moraines  cross  it,  drumlin  areas 
ad  kames  are  common,  and  boulder  till  is  the  widespread  sheet  soil.     Along 
He  Connecticut  and  Housatonic  and  their  larger  tributaries,  alluvial  soils 
tVttinate.  and  very  notable  clay  and  gravel  terraces  are  developed.    Swamps 
ted  ponds  are  extremely  common. 

The  Older  Appalachians,  B,  are  continuous  with  the  western  New  England 
fifehhnd,  and  consist  of  crystalline  schists,  gneisses,  marbles,  and  plutonio 
fenus  rocks.  They  form  a  rolling  country  which  is  rather  sharply  divided 
feto  two  levels,  a  higher  level,  Bl,  forming  the  Hudson  Highland  and  the 
ft»  Ridge  country  of  the  south,  and  a  lower  level,  B2,  forming  the  Piedmont 
Bateau.  The  strike  changes  where  the  rock  crosses  the  Hudson  River, 
tam  north  and  south  to  northeast  and  southwest.  All  the  granite  quarries 
■  the  eastern  States,  south  of  Storm  King  on  the  Hudson  River  are  in 
**  province.  Being  the  oldest  rocks,  they  are  in  places  covered  up  by 
Jftngrr  sediments,  which  break  the  continuity  of  the  province.  From 
■tan  New  Jersey  southwestward  a  series  of  red  and  gray  shales,  arkoses 
**J  eonglo«neratea,  like  those  of  the  Connecticut  valley,  occupy  a  down- 
•wped  basin  covering  the  Piedmont  crystallines  (see  Fig.  50,  black  area). 
He*  sediments  weather  into  a  broad  lowland  diversified  by  low  ridges  of 
■■Atone,  quarried  for  brownstone.  The  sediments  are  cut  by  great  in- 
kaaoi  of  diabase,  and  include  several  surface-flow  sheets  of  basalt,  most 
•f*ftieh  strike  and  dip  with  the  sediments.  They  form  prominent  ridges, 
wdng  the  lowland.  The  Palisades  intrusive  is  a  great  source  of  trap 
**fc  Sous  in  the  northern  part  are  glacial,  including  many  lake  and 
feftce  deposits,  the  source  of  excellent  brick  clay;  but  south  of  the  glacial 
■**.  deep  residuary  soils,  grading  into  alluvial  soils  in  the  valleys,  are 


lb*  Adirondack  Mountains,  C,  are  a  part  of  the  Laurentian  oldland  of 
i**da,  Cl,  consisting  of  gneisses,  schists,  and  marbles  cut  by  granites, 
Mies,  and  gabbros.  The  western  portion  is  a  rolling  upland  of  rounded 
*■<  sad  deep  valleys,  all  glaciated.  The  eastern  part,  higher  and  more 
"BlVd,  is  a  group  of  fault  blocks  whose  very  steep  valleys  are  formed  by 
J*""  along  fault  lines,  and  have  a  pronounced  trellis  pattern  (see  Art.  15). 
**Ugfrways  follow  these  valleyB,  and  so  are  built  upon  talus  slopes,  alluvial 
**tav,  and  along  terraces  fqrmed  at  the  close  of  the  glacial  period. 
J*  Hewer  Appalachians,  D,  lie  west  of  the  Older  Appalachians  and 
*****  of  shale,  sandstone,  limestone,  and  conglomerate  in  the  order  of 
f^fcnee  named,  overlying  the  crystallines  of  the  Older  Appalachians. 
*****  rocks  are  almost  wholly  absent,  but  quartsite,  bluestone  in  New 
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York  and  Pennsylvania,  and  limestone  are  quarried.  The  strata  are  fol 
in  long,  parallel,  pitching  folds  striking  20°  to  40°  east  of  north,  but  tun 
nearly  eastward  in  Pennsylvania.  The  eroded  edges  of  the  sandstc 
and  conglomerates  form  the  mountains,  paralleled  by  stream  valleys 
shales  and  limestones  between  parabola-shaped  ridges  (see  Fig.  32)  and 
developed  on  many  pitching  folds.  All  folds  are  overturned  toward 
west  (see  Art.  16,  Fig.  60);  they  are  very  often  faulted,  typically  b 
fault  lying  parallel  to  the  fold  axis,  with  the  eastern  limb  upthrown 
Fig.  60).  The  streams  have  developed  a  very  striking  trellis  drain 
pattern  (see  Art.  15,  Fig.  57).  The  larger  streams  cut  gaps  thru  the  mc 
tains  along  which  all  important  highways  of  the  province  pass.  ' 
easternmost  rocks  of  this  province,  just  west  of  the  Older  Appalacl 
crystalline  belt,  are  shales  and  limestones  of  great  thickness,  compli 
folded.  These  have  weathered  out  into  a  fertile  valley  30  miles  w 
which  follows  the  strike  of  the  rocks  thru  New  York  south  to  Alaba 
and  is  called  the  Great  Appalachian  Valley,  Dl.  The  valley  is  not  drai 
by  one  river,  but  by  a  number  of  separate  streams,  among  them  the  Hud 
north  of  the  Highlands,  the  Shenandoah,  Cumberland,  and  Tennec 
Soils  are  mainly  residual,  varying  with  the  bed-rock.  Alluvial  soils  c* 
in  the  large  stream  valleys,  but  are  of  limited  extent  as  compared  with 
flood-plains  of  equal  streams  in  the  Plains  Regions.  Glacial  soils  are  c 
mon  in  the  northern  part,  where  extensive  terrace  and  lake  deposits  fur 
brick-clay,  sand,  and  gravel. 

The  Appalachian  Plateaus,  £,  lie  west  of  the  Newer  Appalachians, 
are  simply  the  same  rocks,  without  the  folding.  The  folds  of  the  N< 
Appalachians  die  out  westward,  leaving  the  rocks  horizontal  (see  Art. 
Fig.  28).  The  plateau  has  developed  a  bold  scarp  which  looks  down  i 
the  ridges  of  the  folded  Appalachians  to  the  east,  and  is  called  the  Allegi 
Front,  Cumberland  Escarpment,  etc.  The  province  includes  the  Cat 
mountains,  El,  a  mass  of  sandstones,  conglomerates,  and  shales; 
Allegheny  Plateaus,  E2;  the  steep,  rugged  hills  of  West  Virginia  and  eas 
Kentucky,  which  are  simply  a  plateau  strongly  dissected;  the  Cumber 
Plateau,  E3,  in  Tennessee  and  southward.  All  these  members  have  ne 
horizontal  strata,  shales,  sandstones,  and  limestones.  A  few  low  antic! 
have  brought  soft  limestone  to  the  surface,  whose  weathering  has  devek 
a  rich  clay-covered  lowland  surrounded  by  the  high,  sandstone-ca] 
plateau.  These  depressions  are  the  Blue  Grass  Country  of  Kentu 
E4,  and  the  Nashville  Basin  of  Tennessee,  E5.  The  northern  part  of 
province  has  been  glaciated,  and  here  till  is  the  dominant  soil. 

The  Coastal  Plain,  F,  begins  in  Mexico,  bordering  on  the  Gulf  of  Me: 
It  crosses  the  Rio  Grande  about  150  miles  from  its  mouth  and  continu* 
a  broad  belt  around  the  Gulf,  narrowing  up  the  Atlantic  to  Long  Is! 
beyond  which  its  continuity  is  broken,  and  only  isolated  patches  of  its 
appear.     The  rocks  are  soft  shales,  clays,  sands,  gravels,  and  limest* 
the  last  increasing  southward.     The  beds  dip  very  gently  seaward,  so 
the  harder  ones  develop  low  cuestas  facing  inland.     The  stream  patte 
dendritic  and  all  the  valleys  are  broad  and  open;   the  general  country  is 
level.     As  these  rocks  overlie  the  Piedmont  crystallines,  the  rivers  dei 
rapids  in  passing  eastward  from  the  Piedmont  to  the  soft  coastal  plain  n 
and  the  interprovince  boundary  is,  therefore,  called  the  Fall  Line, 
adelphia,  Raleigh,  N.  C,  Camden,  N.  J.,  Columbia,  S.  C,  Augusta.. 
Macon,  Ga.,   Columbus,  Ga.,   Montgomery,  Ala.,  Tuscaloosa,  Ala*., 
'  "nportant  cities  located  on  rivers  at  the  Fall  Line. 


fa.  U  General  Structure  of  the  United  States  127 

t  the  aaanoc  Coast  aa  far  sooth  ma  Cape  Hatteraa  has  been  recently  submerged  and 

tafgaUjr  re-uplifted.  Submergence,  therefore,  conditions  that  many  river  ▼alleys 
bean  drowned,  making  bays,  The  Hudson  and  Delaware  Rivers,  and  Chesapeake 
Is  re  striking  examples.  Bars  of  sand  have  built  up  outside  the  ragged  coast  line, 
sang  the  bays.  Many  rivers  have  tides.  Salt  marshes  fringe  much  of  the  coast, 
si  the  recently  uplifted  part  of  the  sea  bottom  from  Maryland  south  has  many  swamps 


Ike  Alluvial  Plain  of  the  Mississippi,  south  of  Cairo,  HI.,  is  20  to  50  miles 
toed  and  600  miles  long  excluding  the  Great  Delta,  Fl,  F2,  whose  greatest 
ssjfth  is  150  miles.  It  is  bordered  by  steep  bluffs,  the  eastern  ones  capped 
yJoem  The  valley  is  a  flat,  swampy  lowland  of  sand,  silt,  and  clay 
*b\  occupied  by  countless  oxbow  lakes  and  their  swampy  remnants; 
■wed  by  low  ridges,  the  natural  levees  of  present  rivers  and  abandoned 
saiads.  These  and  a  few  long  strips'  of  the  original  upland  of  the  region 
ord  the  natural  highway.  The  average  fall  of  the  river  is  about  1.2  ft 
armfle.  The  entire  lowland  is  subject  to  occasional  floods,  due  to  breaking 
if  the  natural  levees,  but  the  levees  are  being  strengthened,  banks  protected 
•i  swamps  drained,  so  that  floods  are  now  far  less  frequent  and  destructive 
en  formerly.  Sand-clay  roads,  commonly  built  upon  the  natural  levees, 
alike  dominant  type. 

Seie  of  the  Coastal  Plain,  (1)  On  Long  Island  two  terminal  moraines 
■b  east  and  west  tines  of  hills.  The  flat  southern  plain  is  out  wash,  be- 
ted which  are  wave-built  sandbars.  (2)  Residuary  soils,  chiefly  clayey 
■fin,  cover  the  rest  of  the  plain,  except  (3)  and  (4).  The  limestone  areas 
**»  developed  rich,  sticky,  residuary  clays,  as  in  the  Black  Prairies  of 
bergta,  Alabama,  and  Mississippi.  (3)  The  Lafayette  formation  overlies 
■»  Plain  over  areas  aggregating  200  000  sq  miles.  It  is  dominantly  gravel 
si  and  in  the  valleys,  day  and  silt  on  the  divides;  usually  a  light,  porous 
*&.  (4)  Overlying  the  Lafayette,  or  sometimes  resting  upon  the  Plains 
■Ma,  is  a  finer  sand  and  silt  called  the  Columbia  formation;  usually  forms 
t porous,  fertile  loam,  seldom  over  a  few  feet  thick;  occurs  only  along  the 
Mantic  Coastal  Plain. 

tstPrsJrie  Plains,  G,  lie  between  the  old  Lake  Superior-Canada  crystallines 
•  the  north,  the  Coastal  Plains  and  Ozark  Uplift  on  the  south,  the  Great 
fcea  on  the  west,  and  the  Appalachian  Plateau  on  the  east.  The  boun- 
■*■»  are  indefinite.  The  rocks  are  all  sedimentary:  Shales,  much  lime- 
(eat,  and  some  sandstone;  the  last  two  are  the  most -serviceable  for  all 
•poses.  Conglomerates  and  crystalline  rocks  are  almost  wholly  lacking, 
■tostba  reaches  its  fullest  expression  here.  The  older  ice  invasions 
**5  left  sheets  of  now  deeply  dissected  boulder  till,  separated  by  layers 
!  peat,  lignite,  and  stratified  drift  formed  in  interglacial  periods;  but 
as  hat  two  advances  have  built  the  moraines  (see  Fig.  50,  broad  dotted 
**ak),  and  only  within  the  area  covered  by  these  ice  sheets  are  found 
■*  lakes,  swamps,  drumlins,  kames,  and  other  conspicuous  topographic 
^eesnons  of  glaciation.  The  ice  moved  southward  in, the  form  of  lobes 
tteagues,  and  so  built  loop-shaped  lines  of  moraine  around  each  tongue, 
'the  ice  retreated,  halting  at  places,  new  loops  were  built  within  older 
■a\  Kames  of  bedded  sand,  gravel,  and  clay  abound  both  in  and  near 
is)  moraines.  Great  drumlin  areas  occur.  Outwash  plains,  1  or  2  miles 
tit,  fringe  the  moraine.  Myriads  of  lakes  and  swamps  occupy  depressions 
1  drift  South  of  the  terminal  moraine,  partly  covering  the  older  drift 
ad  the  unglaciated  areas,  is  a  fine,  compact,  calcareous  silt  called  loess 
ss  Art  8).  Because  it  was  largely  wind-blown  in  a  region  of  westerly 
**b  it  is  usually  thicker  in  the  valleys  and  on  the  eastern  aid*  of  strep 
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and  hills,  averaging  10  ft  thick,  but  reaching  60  ft  or  more.     It  is  an 
port  ant  soil  in  western  Illinois,  eastern  Iowa,  and  Missouri.     It  follows 
Missouri  and  Platte  Rivers,  and  the  eastern  bluffs  of  the  Mississippi  net 
to  their  mouths,  weathering  into  vertical  cliffs.     Thus  the  soils  are: 
Glacial,  boulder  till,  kames,  drumlins,  etc,  including  outwash  plains;  (2)  1 
deposits  and  shore  deposits;    (3)  loess  and  dune  sand;     (4)  residuary  s 
in  the  driftless  area,  Gl,  and  the  region  south  of  the  limit  of  glaciati 
(5)  the  alluvial  soils  of  the  flood- plains  of  great  rivers.     Broad  lake  depo 
furnish  clay  and  sand  soils;  one  extinct  great  lake,  G2,  lay  in  North  Dak 
and  Minnesota  and  northward  into  Canada;  the  present  Great  Lakes  « 
once  larger  and  their  old  bottoms  are  bordered  by  shore  beaches,  long  k 
ridges  of  sand  and  gravel,  forming  natural  highways  called  ridge  roads. 

The  Central  Lowland  of  New  York,  G3,  is  a  belt  of  weak  rocks,  sha 
limestones,  and  less  sandstone,  striking  cast  and  west  and  dipping  gei 
south.  It  forms  a  broad  open  lowland  with  low  cuestas  facing  northwi 
The  cuestas  continue  westward  thru  the  Great  Lakes  region,  forming 
scarp  over  which  the  Niagara  River  falls.  They  are  a  source  of  cms 
and  structural  limestone  for  western  New  York  and  beyond.  The  i 
are  chiefly  glacial;  many  hundreds  of  drumlins  have  developed,  espect 
in  parts  underlain  by  shale.  The  Finger  Lakes  are  glacially  deepens 
river  valleys  dammed  by  moraines. 

The  Ozark-Ouachita  Provinces,  H,  are  a  continuation  of  the  AppalacJ 
Provinces,  reproducing  all  the  dominant  features  of  the  latter.  The  C 
chita  Mountains,  Hi,  are  folded  mountains  of  sandstone,  shale,  and  li 
stone,  eroded  to  give  parallel  and  zigzag  ridges  like  those  of  the  Ne 
Appalachians.  The  Arkansas  Valley  north  of  the  Ouachita  Mountains 
a  very  similar  structure,  but  the  ridges  rise  to  only  800  ft.  The  O 
Appalachians  are  represented  only  by  isolated  patches  of  crystalline  n 
like  the  Syenite  Knob,  Little  Rock,  Ark.,  and  the  granites,  diab 
and  gabbros  in  the  Arbuckle,  H6,  and  Wichita,  H7,  Mountains.  Nort 
the  folded  series  lies  the  Ozark  Plateau,  H3,  capped  by  cherty  limesto 
The  rocks  were  slightly  updomed  and  then  eroded  to  form  a  flat-tot 
uplift  about  1500  ft  above  the  sea.  The  almost  horizontal  strata 
slightly  westward  and  southward  around  the  dome,  forming  a  gentle  a 
called  the  Springfield  Plain,  H4.  The  southern  member  of  the  PI* 
is  higher  and  more  rugged,  capped  by  thin  sandstone.  It  is  called 
Boston  Mountains,  H5.  The  soils  are  chiefly  residuary,  and  vary  -with 
bed-rock.  The  chief  soil  of  the  Ozark  Plateau  is  a  very  porous  chert,  der 
from  the  limestone.  limestone  is  the  chief  road  metal  of  the  region ; 
portant  syenite  quarries  are  located  at  Little  Rock. 

The  Lake  Superior  Highland,  I,  includes  several  irregular  areas  o1 
crystalline  rocks,  complexly  folded  and  faulted;  schists,  gneisses,  quartz 
slates,  associated  with  granite,  gabbro,  diabase,  and  many  other  ifgn 
types,  both  intrusive  and  extrusive.  Erosion  has  reduced  them  to  x*a 
of  low  hills.  Glaciation  has  covered  the  lowlands  with  drift,  so  that 
large  areas,  no  bed-rock  is  exposed. 

The  Great  Plains,  J,  are   composed  of  sedimentary  strata,   whicK 
generally  eastward  very  gently.     The  surface  is  not  strictly  a  dip  slope, 
an  erosion  surface  bevelling  the  strata  nearly  parallel  to  the  dip. 
surface  slopes  eastward  from  6000  ft  at  the  Rocky  Mountain  front  to  st 
1000  ft,  merging  into  the  Prairie  Plains  and  Coastal  Plains  Provinces. 
T-ocks  are  shales,  sandstones,  and  limestones,  some  of  them  only  sli£ 

idurated.     The  simple  picture  thus  presented  is  locally  modified  as  fol] 
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)  Along  the  Rocky  Mountain  front  the  strata  are  abruptly  upturned  and 
t  steeply  dipping  edges  of  hard  sandstone  and  limestone  form  ridges 
tied  hoghacks,  parallel  to  the  Rocky  Mountain  Uplift.  (2)  The  Black  Hills, 
I  ve  a  dome  of  ancient  granite  and  schist,  pushing  up  the  Great  Plains 
ftta.  The  eroded  edges  of  the  upturned  hard  sediments  form  hogback 
ifos  running  concentrically  around  the  central  dome.  (3)  The  Bighorn 
fountains,  K2,  are  a  long  range  of  old  crystal  lines  pushed  up  thru  the 
alimentary  rocks,  upturning  them  to  form  hogbacks  along  the  eastern 
rant.  West  of  the  range  the  plains  continue  until  again  upturned  by  other 
b*ky  Mountain  ranges.  Near  the  mountain  border  in  Montana  great  vol- 
KKes  have  hurst  thru  the  plains,  forming  the  Highwood,  Crasy,  and  other 
aujntains. 

The  chief  soil  types  are:  (1)  Glacial  soils  only  in  the  northern  part,  without 
i  v?Q  defined  terminal  moraine;  (2)  loess  along  the  Missouri  and  Platte 
fcvs;  (3)  sand-dunes  covering  24  000  sq  miles  in  central  Nebraska  and 
calta-  areas  occurring  in  Kansas;  (4)  residuary  soils  from  broad  clay 
ales  and  from  sandstones;  (5)  alluvial  soils  along  the  large  rivers.  The 
*hi  rainfall  is  the  chief  reason  for  the  lack  of  forests.  Upon  the  western 
«t  of  the  Great  Plains  sediments,  lies  a  thick  mantle  of  sand  and  gravel, 
tntified  and  in  part  cross-bedded,  which  was  washed  out  upon  the  plains 
TO)  the  Rocky  Mountain  mass.  These  deposits  cover  enormous  areas. 
"feir  sarface  lies  several  hundred  feet  above  that  of  the  Great  Plains  so 
by  axe  named  the  High  Plains,  J3.  They  end  westward  at  the  hogback 
**<  and  eastward  terminate  in  a  ragged  scarp,  very  much  dissected,  ab- 
tftiy  overlooking  the  Great  Plains.  The  Llano  Estacado  of  Texas,  J4,  is  a 
vt  of  the  High  Plains.  Soil  of  the  High  Plains  is  very  porous,  sandy, 
*d  dry,  subject  to  very  rapid  erosion  by  cloudbursts  and  floods,  especially 
*«*  there  is  little  vegetation  to  hold  the  soil  in  place.  Deeply  gullied, 
*1  country  called  Bad  Lands,  J2,  are  thus  caused. 
At  Edwards  Plateau,  J5,  lies  in  western  Texas  east  of  the  Pecos  River. 
fenrfaoe  continues  that  of  the  High  Plains,  but  it  is  a  true  plateau  capped 
f » limestone  500  ft  thick.  The  plateau  is  deeply  dissected  and  ends 
tt^ard  in  a  ragged  scarp  looking  down  upon  the  prairie  lands  of  Texas, 
fat  of  the  Pecos,  blocks  of  the  Edwards  Plateau  are  tilted  by  fault  move- 
ttb.  so  forming  a  part  of  the  Trans-Peoos  Province.  The  plateau  soil 
'Rfiduary  flint  and  limy  clay,  wooded  only  along  streams, 
faky  Mountains,  K,  consist  essentially  of  a  series  of  north  and  south  trend- 
fr  ridges  caused  by  upwarping  of  great  anticlinal  folds  of  old  crystalline 
**&  granites,  gneisses,  and  schists.  The  Laramie,  K3,  Front  Range, 
•5.  Medicine  Bow,  K4,  Bighorn,  K2,  and  some  other  ranges  have  their 
*f»  slope  to  the  east,  and  here  the  excessive  upwarp  has  caused  the 
H  to  pass  in  places  into  great  upf aults.  The  Great  Plains  strata  were 
■My  upturned  by  these  uplifts.  Clearly  the  top  of  the  uplifted  range 
•  formerly  coated  with  the  Great  Plains  sediments,  and  some  mountain 
ttfe  still  retain  remnants  of  them.  The  sediments  are  found  on  the 
s&r  western  slopes  of  the  Bighorn,  Laramie,  and  Medicine  Bow  ranges, 
ft)  form  extensive  lowlands  of  essentially  Great  Plains  type  west  of  the 
■tai  named.  Some  of  the  northern  ranges,  like  the  Lewis  and  Livingston, 
*f*t  themselves  largely  of  sediments,  quartzites,  slates,  limestones,  only 
wy  folded.  The  Lewis  Mountains,  Kl,  in  Montana  have  been  thrust 
**wd  by  great  faulting,  over  and  upon  the  Great  Plains  strata.  Hence 
*^*kr  are  not  upturned,  and  here  there  are  no  hogback  foothills.  T^** 
***  ad  abruptly  at  the  foot  of  a  mountain  mass  4000  ft  high.    F 
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parts  of  the  ranges  are  largely  made  up  of  surface  flows,  like  the  rhj 
plateaus  of  Yellowstone  Park.     Separating  the  northern  ranges  are 
valleys,  at  least  partly  due  to  faulting  and  erosion  along  fault-lines, 
are  called  trenches.     Most  have  been  somewhat  deepened  and  remoc 
by  glaciers.     They  trend  north  and  south,  but  some  run  into  others, 
streams  find  a  way  east  and  west  thru  gaps  in  the  ranges,  so  that  all 
east  or  west.     The  valley  systems  thus  form  the  natural  highways. 

Road  Maintenance  is  rendered  especially  difficult  by  the  fol  owing  conditions, 
are  not  uniform,  but  may  occur  in  any  combination:  (1)  Lakes,  usually  retain 
drift  dams,  occupy  many  depressions  in  the  valleys.  (2)  Streams  all  have 
gradient  and  may  flow  (a)  perennially,  when  fed  by  seepage  or  heavy  rainfall  and 
flowing  on  impervious  bottom;  (b)  intermittently,  if  small,  or  in  arid  regions,  or 
porous  bottom.  (3)  Tributaries  build  deltas  or  alluvial  fans  out  upon  the  floor 
main  stream,  sometimes  even  damming  up  the  latter.  (4)  Ground  water  sosm 
saturates  the  soil  to  the  surface,  forming  soft  peat  swamps  called  muskeg.  Se 
in  the  soils  on  the  slopes  is  sometimes  so  great  as  to  form  patches  of  muskeg  hi 
the  slopes.  (5)  Soils  on  the  slopes  are  always  creeping  and  landslides  of  great  a 
tude  are  not  uncommon.  Cutting  away  some  of  the  creep  material  above  a 
perhaps  cutting  it  back  in  terraces,  or  building  a  retaining  wall  against  the  cut 
may  render  the  mass  more  stable.  Besides  the  sliding  of  matter  from  abovi 
roadbed  itself  may  be  carried  downhill  slowly  by  creep  or  rapidly  by  sliding.  In 
case,  some  parts  will  move  faster  than  others,  disjointing  the  roadbed.  Th 
apparently  no  cure  for  this  trouble  if  the  road  must  be  built  on  talus  slopes.  (6) 
variations  in  stream  flow  and  ground  water  level  are  to  be  expected,  and  thei 
increase  the  chances  of  sliding,  besides  directly  damaging  the  roadbed. 

Enclosed  between  the  ranges  are  a  number  of  open,  level  regions  < 
parks,  K7,  K8,  K9,  and  others  not  shown  in  Fig.  50.  They  are  floor 
part  with  soft  sedimentary  rocks  and  in  part  with  waste  washed  down 
the  mountains  rising  abruptly  around  them.  The  patches  of  Great  F 
strata  enclosed  behind  ranges  such  as  K6,  may  possibly  be  analogoi 
structure  to  the  parks.  The  surface  of  K6,  called  by  Fenneman  the  R 
Mountain  Basin,  is  only  relatively  smooth,  being  broken  by  many  crj 
line  masses  rising  thru  the  sedimentary  floor.  Alpine  glaciers  have  ci 
the  crests  of  the  higher  ranges  as  far  south  as  northern  New  Mc 
forming:  (1)  Sharp,  angular  Alpine  peaks;  (2)  deep  bowl-shaped  basi 
the  glacier  head  on  the  mountain  sides,  most  of  which  basins  now  CO! 
lakes;  (3)  deep,  steep-sided  U-shaped  gorges  where  glaciers  descended  st 
valleys;  (4)  tributary  streams  which  usually  enter  the  main  valley  his 
on  the  wall,  cascading  down  to  the  valley;  (5)  moraines  and  long  trail 
outwash  in  the  glaciated  valleys,  which  are  now  often  occupied  by  1 

Columbia  and  Snake  River  Plateaus,  L.    Upon  a  rugged  part  ol 
Rocky  Mountains,  composed  of  schists,  gneisses,  granites,  and  old 
flows,  there  poured  out  a  great  succession  of  surface  flows,  chiefly  bas 
with  some  rhyolite,  until  all  the  lower  ranges  were  buried  beneath 
lava  floods,  the  higher  mountains  rising  like  islands  above  them, 
flows  did  not  all  occur  at  once,  but  long  periods  of  quiescence  perm 
lakes  to  form  on  the  lava  surfaces.     Thus  sand  and  clay,  as  well  as  ej< 
ash  beds,  lie  between  lava  flows,  and  in  these  marked  seepages  o 
The  Snake  and  Columbia  Rivers  have  cut  gorges  from  100  to  6000  ft 
thru  the  basalts  and,  in  places,  thru  the  older  crystalline  rocks  fo 
The  basalt  shows  marked  columnar  jointing  and  weathers  out  in  vei 
cliffs  with  flat,  level  tops.     The  plateau  surface  is  as  a  whole  very  1 
but  is  broken  by  gorges  cut  into  it,  and  by  local  folds  in  the  basalt,  f 
ing  hills,  and  by  mountains  of  the  old  crystallines  rising  above  it. 
most  conspicuous  of  these  are  the  Blue  Mountains,  formed  of  old,  stro 
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'fekfcd  sediments,  cut  by  great  masses  of  igneous  rocks.    The  deep  carved 
'Hfieys  are  floored  with  alluvium. 

The  soils  of  the  plateau  region  are:  (1)  Volcanic  ash  and  dust,  very  porous, 
:  trying  in  thickness  from  a  few  feet  to  500  ft  or  more,  which  forms  desert 
«£i;  (2)  windblown  soils  of  very  fine  grain,  somewhat  like  loess,  making 
ferp  contact  with  the  basalt  beneath,  and  varying  from  25  to  50  ft  in 
ugekneas;  (3)  floodplain  and  terrace  soils  along  larger  valleys,  such  as 
the  terraces  of  the  Columbia  River,  which  are  chiefly  sand  and  gravel; 
(4)  residuary  sous  upon  the  basalt  in  favorable  places,  which  are  dark, 
rirh,  rather  light  soils. 

,    The  Great  Basin,  M,  is  a  region  so  enclosed  as  to  drain  inland  into  lakes, 

instead  of  draining  to  the  sea.     The  rocks  were  broken  by  faulting  into 

'■number  of  uptilted  blocks  which  trend  generally  north  and  south.     In 

1  the  Basin  region  proper  these  tilted  fault  blocks  form  very  steep  mountain 

nates  down  which  course  rapid  intermittent  streams,  building  alluvial  fans 

wt  onto  the  floor  of  the  valleys.     Broad,  flat  plains  of  sand  and  silt  are 

tfcos  bout  up,  and  many  streams  sink  beneath  the  porous  soil.     Toward 

lie  north,  the  blocks  are  buried  beneath  the  Snake-Columbia  River  lava 

flows.    Toward  the  east  and  southeast  the  fault  blocks  are  less  tilted,  and 

1  here  form  vast  plateaus,  which  are  the  High  Plateaus  of  Utah,  standing 

we  above  the  other,  rising  eastward  to  9000  ft.     They  are  separated  by 

b&Id  scarps,  due  more  to  differential  erosion  than  to  faulting.     The  Basin 

s»  once  occupied  by  great  lakes  up  to  1000  ft  deep,  of  which  Great  Salt 

tab.  Provo  Lake,  Pyramid  Lake,  and  many  others  in  Utah  and  Nevada 

are  remnants.    The  drying  up  of  these  salt  lakes  has  left  fine  grained, 

a&ah"  desert  soils.    The  Great  American  Desert  in  Utah,  Ml,  is  the  bottom 

rf  the  greatest  of  these  lakes.    Beaches,  bars,  and  deltas  of  gravel  and  sand 

osrk  the  old  shores. 

Arizona  Highlands.  The  block  faulting  of  the  Great  Basin  is  repeated 
it  the  Arizona.  Highlands,  tho  on  a  smaller  scale.  The  blocks  trend  north- 
*tat  and  southeast,  continuing  across  the  border  into  Mexico!  The  rocks 
■e  amdstone  and  limestone,  resting  upon  old  granites  exposed  by  the 
■phtdting.  Many  of  the  blocks  are  capped  by  lava  flows.  Toward  the 
■Ktheast  the  sedimentary  rocks  increase,  and  the  blocks  becoming  less 
(fed  nan  into  the  Colorado  Plateaus.  Rainfall  is  very  light,  and  the  soil 
tfatfgeiy  the  products  of  disintegration  (see  Art.  6),  washed  into  the  valleys, 
*feH»  thus  become  waste-filled,  sandy  deserts. 

The  Traas-Pecos  Highland,  P,  somewhat  resembles  the  Great  Basin  and 
Anna*  Highlands  provinces,  the  ranges  being  chiefly  tilted  fault  blocks 
testing  a  little  east  of  north  and  rising  2000  to  4000  ft  above  a  general 
"•fend  at  about  3500  to  4500  ft.  Volcanoes  and  intrusive  masses  also 
"**  conspicuous  uplands.  Soils  are  waste  from  the  mountains  rapidly 
"■ted  down  in  time  of  freshet  and  either  forming  extensive  flats  of  desert, 
v  rofiing  country  traversed  by  littrt  canyons.  Rainfall  is  very  light,  and 
wwu  lacking. 
1st  Colorado  Plateaus,  Q,  are  a  very  complex  group  of  large  fault  blocks 
have  suffered  very  little  tilting.  The  rocks  are  sedimentaries  of 
every  type  and  aggregating  over  10  000  ft  in  thickness,  overlying 
.  t  tilted  sediments  and  still  older  granites  and  gneisses.  The  level- 
ing higher  sediments  form  a  series  of  plateaus  separated  by  scarps  de- 
^"0*1  by  erosion  along  north  and  south  fault-lines.  Across  these  plat- 
****  the  rivers  have  cut  gorges,  of  which  the  Grand  Canyon  of  the 
Cdai*to  is  the  most  famous.    The  plateau  tops  are  very  level,  and  are 
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diversified  by  volcanoes,  surface  flows,  and  their  dissected  remnants.  Nod 
of  the  Grand  Canyon,  Ql,  are  a  series  of  plateau  levels  standing  c 
above  the  other,  each  higher  member  lying  successively  farther  nor 
Each  level  is  determined  by  hard  capping  sandstone,  limestone,  or  baac 
This  group  constitutes  the  High  Plateau  of  Utah,  Q2. 

The  Cascade  Range,  R,  consists  of  two  distinct  rock  groups:  (1)  Ancie 
complexly  folded  sediments,  schists,  quartzites,  and  limestones  cut 
many  intrusive  rocks,  and  dominantly  acid.  (2)  Upon  this  mass,  af 
uplift  and  deep  erosion,  great  volcanic  flows  were  poured  forth,  and  a  sex 
of  gigantic  volcanoes  were  built,  chiefly  of  andesites.  Mounts  Shaa 
Scott,  with  Crater  Lake,  Jefferson,  Hood,  Adams,  Ranier,  and  Baker  i 
among  the  most  famous  of  these,  rising  3000  to  4000  ft  above  the  ok 
mountain  mass.  The  entire  range  has  been  profoundly  carved  by  Alpi 
glaciers,  giving  ragged  peaks,  deep  U-shaped  gorges  and  innumerable  row 
bowl-shaped  glacier  heads,  now  occupied  by  lakes.  Northward  into  Cans 
the  older  rocks  of  the  Cascade  Range  continue  as  a  low,  broad  platfo; 
about  3000  ft  high,  lacking  the  younger  volcanic  rocks.  South  of  the  4( 
parallel  the  younger  series  dies  out  also,  but  the  old  crystallines  merge  ii 
the  Sierra  Nevada  Range.  The  soils  in  the  higher  valleys  are  coarse  a 
bouldery,  becoming  finer  lower  down  and  merging  into  the  vast  alluv 
soils  of  the  lower  valleys  (see  pacific  valleys)  .  The  rainfall  is  60  to  15G 
per  year.  Three-fourths  of  it  fails  between  November  and  May;  hence  1 
Cascades  are  densely  wooded. 

The  Sierra  Nevada  Range,  S,  runs  from  about  the  40th  parallel  soi 
to  about  the  35th.  It  is  a  block  of  complexly  folded  mica-schists,  cl 
slates,  and  Hmestones,  striking  generally  north  and  south,  invaded 
vast  masses  of  granites.  After  uplift  and  erosion,  surface  flows,  chiefly 
andesite  and  basalt,  were  poured  out,  filling  the  river  valleys  and  diverti 
the  streams.  The  block  was  then  uplifted  along  a  great  fault  at  its  east* 
base,  thus  developing  a  steep  scarp  facing  eastward  over  the  Great  Has 
and  a  gentler  slope  westward,  down  into  the  Great  Valley  of  Califort 
The  block  is  over  300  miles  long,  25  miles  broad,  and  about  9000  ft  hi 
With  the  uplift,  the  main  streams  deepened  their  valleys  into  canyons  a 
glaciers  descended  from  the  higher  peaks  and  scoured  the  upper  parts 
the  main  stream  valleys  to  U-shaped  troughs,  such  as  the  Yosemite,  T 
lumne,  Yuba,  Mokelumne,  and  Feather  Rivers.  The  valley  floors  are  seld 
level,  and  their  soils  vary  extremely  in  depth  and  texture.  Roads  foil 
the  main  valleys  through  the  mountains,  but  it  is  often  found  that  ' 
deep,  rocky  gorges  are  less  easy  highways  than  are  the  ridges,  which  of 
are  comparatively  smooth. 

Coast  Ranges,  T.  The  Olympic  mountains,  Tl,  south  of  Puget  Soy 
resemble  the  Cascades.  They  consist  of  large  volcanoes,  built  abovi 
platform  of  old  schists,  which  rise  6000  to  8000  ft  and  are  densely  fores 
up  to  7000  ft. 

South  of  the  Columbia  River  lie  coast  ranges,  T2,  composed  chi< 
of  sandstone,  shale,  and  volcanic  rocks,  rising  1200  to  1700  ft,  uplif 
along  a  fault,  with  the  steep  scarp  facing  eastward  over  the  Wiliamc 
Valley.  They  are  cut  into  several  units  by  westward-draining  streams  t 
cross  them,  forming  important  highway  links  between  the  valley  and 
coast.  The  intermittant  uplift  of  the  coast  during  mountain-building . 
given  it  a  terraced  form. 

The  klamath  MOUNTAINS,  T3,  are  not  parallel  to  the  coast,  but  ar 
very  complex  group  of  ranges,  some  lying  east  and  west.     The  group  foi 
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*  pert  platform,  2000  to  6000  ft  high,  sloping  generally  seaward.  They  cut 
•f  tfe  Willamette  Valley  from  the  Sacramento,  and  abut  against  the 
knvCaacade  Range,  from  which  they  are  separated  by  a  narrow,  tortuous 
\L*y,  used  as  a  railroad  highway,  between  the  Great  Valley  of  California 
ad  the  Willamette.  The  rocks  are  schists,  limestones,  and  igneous  rocks 
fl*plexty  folded  and  faulted,  resembling  the  structure  of  the  Sierra 
tirtid&i.  The  entire  region  north  from  the  Klamath  Mountains  lies  in  the 
&  of  westerly  winds  and  so  has  a  very  heavy  rainfall.  Dense  forests, 
ftf  rivers,  swampy  valleys,  etc,  are  important  correlated  features. 

The  coast  ranges  of  CALIFORNIA,  T4,  are  not  quite  parallel  to  the  coast, 
tat  tread  more  west  of  north  than  does  the  coast.  Thus  they  are  succes- 
**ly  truncated  against  tho  coast  line,  forming  a  series  of  promontories, 
&t  ralkys  between  them  forming  bays,  among  which  are  San  Francisco, 
Uuteey,  and  San  Luis  Bays.  The  mountains  are  chiefly  sandstones 
■d  tales,  uplifted  along  great  fault-lines.     The  most  prominent  of  these 

■  &  San  Andreas  fault,  or  rift,  traced  as  a  marked  depression  for  190 
J&L  Movement  is  still  in  progress  along  these  faults,  causing  earthquakes. 
■»  wart  itself  is  terraced  because  successive  uplifts  have  raised  the  wave- 
W  benches,  but  the  most  recent  movement  was  downward,  submerging 
g**  valleys,  such  as  San  Francisco  Bay. 

Tk  odrdillrran  VALLEYS,  U,  a  series  of  valleys  due,  not  to  erosion,  but 
9  nrping  and  faulting,  separate  the  Cascade-Sierra  Ranges  from  the 
ta  Ranges.  Puget  Sound  and  the  Willamette  River  and  smaller  rivers 
cttPy  the  northern  valley,  Ul.     More  debris  was  brought  down  from 

*  Cascades  than  from  the  lower  coast  ranges.  The  Columbia  River 
flam  the  valley  to  the  ocean,  cutting  thru  both  Cascade  and  coast  ranges. 
«  neks  of  the  valley  are  sandstones,  shales,  and  associated  volcanic 
*fa Uke  those  of  the  coast  ranges.     The  soils  are:     (1)  A  series  of  alluvial 

*  butt  out  from  the  mountain  canyons,  composed  of  coarse  gravel  and 
■4  near  the  head,  and  of  fine  silts  farther  out  on  the  slopes;  (2)  colluvial 
*»  dopes  along  the  mountain  foot,  chiefly  on  the  coast  range  side;  (3) 
*»w  flood-plain,  delta,  lake  and  even  marine  deposits,  chiefly  of  fine 
Qa.  oa  the  valley  floor;  (4)  glacial  deposits. 

Tfe  osEAT  vallet  of  galifornia,  U2,  is  due  to  faulting  and  warping,  by 
*&  the  coast  ranges  and  Sierras  were  upraised  about  the  depressed 
*•  It  is  about  400  miles  long  by  50  wide.  San  Francisco  Bay  con- 
*ta  the  vafley  at  its  middle  point  with  the  ocean.  North  of  the  bay, 
•Saoamento  River  drains  the  valley,  while  the  San  Joaquin  drains  the 
(Asm  half.  Both  streams  empty  into  the  bay.  The  streams  descending 
t  Smib  Nevada  block  have  built  their  alluvial  deposits  forward,  filling 
**sQey  from  the  east  westward,  and  forcing  both  the  Sacramento  and 
t  San  Joaquin  Rivers  to  the  western  side  of  the  valley.  The  valley 
«  ■  thos  a  nearly  level,  alluvial  plain.  Extensive  swamps  border  the 
*>  The  San  Joaquin  breaks  into  a  number  of  channels  in  its  swampy  bed. 
**  of  the  Sierra  streams  have  built  a  large  fan,  cutting  off  the  southern 

*  of  the  valley,  which  now  holds  the  swampy  Lake  Tulare. 

ftf  vallbt  or  southern  CALIFORNIA,  U3,  is  a  long,  triangular  area, 
H  axrth  and  west  of  the  San  Bernardino  Range,  T6.  A  low  mountain 
*.  the  Santa  Ana  Mountains,  T8,  divides  it  into  a  seaward  coastal 

■  and  inner  valley  about  300  ft  above  sea  level,  deeply  covered  with 
ttthrriom  from  the  San  Bernardino  and  other  mountains.  The  climate 
fcy  sad  hot,  and  the  stream  volume  variable.  Still  farther  south,  beyond 
'flan  Jacinto  Mfmntatre,  begins  another  great  valley  submerged  south- 
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ward  to  form  the  Gulf  of  California.  The  Colorado  Rivet  baa  built  a  gr 
delta  of  fine  silt  across  the  northern  end  of  the  Gulf,  enclosing  a  salt  li 
which  has  almost  dried  up,  forming  the  Sal  ton  Sink  and  Imperial  Vail 
lying  below  sea  level.  The  shifting  of  the  Colorado  River  across  the  d< 
caused  flooding  of  the  Imperial  Valley  in  1891,  and  from  1005  to  1907 
river  broke  thru  to  the  vallpy  several  times  along  irrigation  canals.  * 
chief  difficulties  are  offered  (1)  by  the  peculiar  topography,  a  great  ri 
discharging  across  the  conical  surface  of  the  delta  fan,  (2)  by  the  finer 
of  the  silt,  and  (3)  by  the  absence  ol  bed-rock.  Southern  California 
in  a  belt  of  light,  variable  winds,  and  hence  lacks  a  heavy  rainfall,  cue 
in  the  winter.  The  soils  are  largely  alluvial,  washed  from  the  mounti 
and  built  out  as  fans  into  the  valleys,  hence  coarsest  near  the  mounts, 
where  too  the  ground  water  level  is  deepest.  Some  of  the  valleys 
rather  swampy,  but  as  a  rule  this  is  not  met  with  south  of  the  3 
parallel. 

MAPS 

15,  Use  of  Topographic  Maps 
Contour  Haps  are  issued  by  the  V.  S.  Gcol.  Survey.  For  each  statf 
index  map  is  printed,  showing  exactly  the  areas  for  which  topogram 
sheets  have  been  issued.  The  maps  can  be  obtained  from  the  Dire- 
of  the  U.  S.  Geol.  Survey,  Wushington.  D.  C,  at  a  cost  of  ID  cents  eael 
The  Scales  commonly  employed  la  these  sheets  are  1  to  62  500,  nearly  1  in  to  1  i 
contour  Interval  20  ft,  40  ft  In  some:  1  to  125  000.  4  in  to  1  mile,  contour  int. 
20,  69,  or  100  It;  1  to  250  000,  li  in  to  1  mile,  contour  Interval  100  or  260  ft.  O 
scales  are  occasionally  employed  for  special  purposes. 

The  Csnadlsn  Geol.  Survey  issues  an  admirable  map,  1  to  62  500,  in  26-ft  eon ti 
In  three  colors.  Large  scale  con'.our  map*,  topographic  and  geologic,  are  issued 
reports  on  Isolated  diatrlc 
■pedal  interest.  Man' 
these  sheets  can  be  had 
-  arately.  Mapn  without 
tours,  on  the  scales  of 
mil™  to  1  in  and  a  miles 
in  are  available  for  barge  s 
Profile  Plotting.  It  is 
necessary  to  plot  a  p 
along  the  routs  of  proj 
highways,  showing  the 
of  the  land.  Method. 
Figure  out  the  i-datios 
tween  the  horizontal  seal. 

contour  interval  be  20  fl 
the  wile  1  to  62  500,  the  i 
to  allow  on  the  profile  i 
be  figured  thus:  20  ft  • 
In.    240  In  sealed  at  1  i 


itated.     0.0038  is  about  0.004.  or  about  1/25  of  a  space  on  1/10  in  coord 

12)  Lay  out  on  the  map  the  line  along  which  the  profile  1*  desired,      fl 

e  of  coordinate  paper,  1/10  in  Is  most  convenient,  choose  s  horizontal 

,  snd  bring  down  the  points  where  the  eontourw 
1'laee  a  dot  exactly  In  line  with  each  eontou* 
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'•■Ituli  111  Mini—  Him  jn  ii]nii  tin  ml  ii  lii  iln  ill  ll  ii  ill  i  1 1 1 1 linn     (6)  Connect 

w»  toa  by  a  continuous  line.  In  Fig.  51,  the  interval  la  100  It,  and  the  male  1  to 
B«B,  hence  Uis  assigned  vertical  spue  per  contour  interval  u  0.0096  in,  or  about 
il«*i  space  on  coordinate  paper.  It  is  olten  convenient  to  exaggerate  the  vertical 
■nit  to  render  the  slopes  more  sully  visible.  Thin  an  be  done  by  multiplying  the 
■nmiat  of  the  contour  interval,  0.0096  in  in  Fig.  51,  by  any  convenient  inctor. 
4  proportional  divider  ia  a  moat  convenient  instrument  to  use  (or  tbia  work.  To 
anid  eneaan  distortion  (me  Fig.  Gl,  21,  the  hortsontal  aeale  may  alao  be  multl- 
pfci;  aaaeon  the  horizontal  distance  on  the  map  between  each  two  succeauve  con- 
hen  aont  the  profile  line;  lay  off  thai  distance  twice,  three  times,  etc,  on  the  coBrdi- 
ant  pnper  aa  a  horizontal  distance,  ao  that  all  contour-linea  appear  in  the  section 
teat,  tore*  times,  etc,  as  far  apart, 

Van  tat  proposed  highway  line 
hwh,  amply  plane  the  paper  in 

nutr  ia  the  new  direction  exactly 
ban  itm  the  old  one  left  it, 
"art  the  pome  of  departure  plainly 
■j  i  twtjeal  linaand  suitable  legend. 
Man  Reading.  The  contours 
■t  crowded  dons  together  on 
*ep  ilopes,  and  are  wider  apart 
«  mtle  slopes-  The  features 
uat  may  he  read  from  topu 
Winnie  maps  may  be  grouped 

■  physiographic  and  structural 

area.  The 
n  which  a  river  flows 
■ndicnteul  in  two  ways.     The 
WaurialwayBbondup-stream  Fig.  62 

■  crossing  the  river  (see  Fig. 

«*)-  In  rounding  a  curve,  the  river  always  undercut*  the  outside 
■ui,  or  concave  bank  (see  Art.  11),  It  continues  this  undermining 
sant  instance  down-stream  along  the  same  bank,  even  after  the  curve 
■J  haen  passed.  The  crowding  contours  show  the  steep  undercut 
hut  and  the  down-stream  prolongation  of  it  points  the  direction  of  the 
■*  I'M  Fig.  52,  arrows).  This  method  in  especially  applicable  in  reading 
■*P>  oa  which  do  contour  crosses  the  river  in  the  entire  length  of  river 
•Wenon  the  map.  A  meandering  river,  surrounded  by  a  flat  region,  with 
T  few  contours  in  it,  may  be  assumed  to  be  a  mature  river  with  a  flood- 
*«.  Therefore,  the  soil  is  silt  and  sand  with  little  bed-rock.  If  the 
ton  shows  shoala,  especially  if  its  gradient  is  fairly  steep,  the  water  is 
"wony.  Terraces  are  shown  in  the  flat  flood-plain  area  by  the  crowding 
■■  few  contours  in  iinea  somewhat  parallel  to  the  stream  (see  Fig.  20), 
"■■liilly  in  places  just  down-stream  from  n  jutting  promontory  of  hard 
"cfc-  The  terraces  contain  either  clay,  or  gravel  and  sand,  and  may  be 
warth  while  investigating,  as  well  drained,  convenient  quarries  can  be  da- 
'■"/"■perl  here.  Higher  terraces  are  apt  to  be  gravel,  lower  ones  clay,  but 
'ha  is  not  a  rule.  In  glaciated  countries  we  find  marked  irregularities  of 
'haiaste  pattern,  with  swamps,  lakes,  and  sometimes  deep  gorges  where  the 
•■ham,  displaced  from  its  valley  by  the  glacier,  has  cut  a  new  valley  lor 
» *nance  thru  solid  rock.  Very  numerous,  irregular  small  hillooka,  with 
lOcanar  depressions,  swamps  and  lakes  among  them,  are  morainal  drif' 
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till,  and  therefore  deep  soils.  Fig.  63  shows  a  term 
field,  N.  J.,  in  which  the  black  areas  indicate  I 
swampfl-  The  beginning  of  the  outwash  plain  is  s 
tours  along  the  eastern  border.  Flat-topped,  low 
are  delta  km: 


that  is,   two 

side.     Swam 

Structural 

Ridgoa  on  tb 
elongated  in 
and  the  rid 
than  the  val 
A  dipping  h 
cliff  along  its 
See  Art.  10 
beds  underlj 
undermining 
ing  it  steep. 
Fig.  BS.    Terminal  Moraine  on  tne  ^ippt 

the   overlyin 
washed  off  from  the  surface-     Thus  one  is  able  t 
on  the  contour  map;    Fig.  51  shows  cliff  A  dippii 
east.     Foldh   may  be  read  by  observing  oppositi 
A  q         parabolas  traced  by  the  oi: 

See  Art.   10,  folds.  Fig.  3^ 
an  anticline,  and  B  a  syncli 
Faults.     The  following  critei 
a  map.     A  dirt  Is  abruptly 
offset.  For  Instance,  a  north 
and  south  dill  will  suddenly 
be  discontinued  in  the  direct 
line  of  the  strike,  but  will  be 


in  the  altered  position  with 
a  strike  parallel  to  the  first. 
The  place  of  offset  is  the 
locus  of  s  (suit,  and  the 
upthrown  block  is  set  back. 


*         a  strike   of  the  rocks,  often 

R.   m  cutting     several      psralld 

ridges.      The   valley    may 

prove  faulting. 

Stream  Pattern.  In  regions  of  horizontal  strati 
same  rock  will  form  the  floor  over  large  areas. 
encounter  equal  rock  resistance  in  all  directions, 
■ymmetiically  branched  tree-like  or  dendritic  pal 
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■at  (tee  Fig.  65).     Where  either  folding,  tilting  or  Mock-faulting  has 
owed  a  decided  dip,  the  streams  encounter  alternate  hard  and  soft  beds. 
Thry  tend  to  flow  down  dopes  at  right  angles  to  the  strike,  and  concentrate 
a  master  streams  which  flow,  for  the  most  part, 
psrsllel  to  the  strike,  and  develop  a  right-angled 
trtlli*  pattern  of  drainage  system  {see  Fig.  56), 
u  in  the  newer  Appalachians.     Thus  the  stream 
ts  rock  structure. 


IB.    Dm  of  Geological  Maps 

The  U.  S.  Geo).  Survey  doe*  not  issue  Depu- 
rate geological  maps,  but  publishes  with  folios, 

tnDttini.  etc,  colored  maps  showing  area!  geology, 

economic    geology,    soils,    artesian    water,    and 

■nurture  sections.     Except  the  last,   these   are 

printed  upon  the  topographic  contour  map.     No 

Hnaal  dip  symbol  is  used. 
HoriioataJ   and  Vertical  Strata.    The  outcrop  Fig.  66 

of  •  boriaoatal  stratum   is    parallel  to  the  con- 
tour-lines; and  like  them,  bends  up-stream 
in  every  valley  (see  Figs.  57  and  58,  AAuo). 
The  outcrop  of  a  vertical  stratum   may 
cross  a  stream  valley  without  deflection, 
BBWi,    and    unless 
it   be    a    markedly 
harder    /a     softer 

the    country    inde- 
pendently    of     the 
**•>  OT  contours.  In  stream 

■Ming  up-stream  shows  a  V-shaped  outcrop  point* 

_..  _  .  .  —*-' ji  ij  more  broadly  open  than  the 
Vof  the  contour- 
lines,  CCec.  If 
the  dip  is  down- 
stream, the  V*  t 
shaped   outcrop                1g>  68 

stream,  DDdd.  Gently  dipping  strata 
give  broad  outcrops;  steeply  dipping 
Strata,  narrow  ones  (see  Fig.  59).  If 
beds  dip  westward,  higher,  that  is, 
younger,  formations  will  be  met  with 
in  going  westward;  the  dip  is  always 
toward  the  higher  beds. 

The  dope  of  the  land  wfll  obviously  vary 
thn  width  of  the  outcrop  independently  of 
either  dip  or  thickness.  In  level  strata  the 
width  of  outorop  1*  greater,  the  gentler  the 
■lope.  II  the  dip  k  with  the  slope,  the  out- 
crop wDl  be  broader;  if  against  the  ■l™" 
narrower.      It  u  always  wise  to  >ttr' 
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changes  in  width  of  outcrop  to  changes  in  dip  and  surface  slope,  rather  than  to  change 
in  thickness  of  the  bed,  for  thickness  is  as  a  rule  far  less  variable  than  dip  and  slope. 
In  drawing  structure  sections,  try  to  plot  with  constant  thickness;  this  effort  will 
serve  as  a  good  qualitative  guide  to  the  angle  of  dip.  But  the  thickness  is  variable, 
and  the  entire  map  must  be  carefully  searched  for  evidences  of  this  variation.  To 
determine  the  thickness  of  beds:  (1)  Simply  plot  the  dip  and  width  of  outcrop  upon 
an  accurate  profile  of  the  surface.  The  thickness  will  be  the  distance  across  the  bed, 
normal  to  the  dip  (soe  Fig.  59).  (2)  On  a  map  or  in  the  field,  if  the  dip,  surface  slope 
and  width  of  outcrop  are  known  and  (a)  the  land  surface  is  horizontal;  the  thirlrrmwi 
is  sine  of  dip  times  width  of  outcrop;  (b)  the  surface  slopes  with  the  dip,  not  neces- 
sarily parallel  with  the  dip;  the  thickness  is  width  of  outcrop  measured  along  the 
slope  times  sine  of  the  difference  between  the  angle  of  dip  and  the  angle  of  slope; 
and  (c)  the  surface  slopes  opposite  to  the  dip;  the  thickness  is  width  of  outcrop  times 
sine  of  the  sum  of  angle  of  slope  plus  angle  of  dp.  In  constructing  sections  from 
U.  S.  Geol.  Survey  maps,  this  method  is  not  applicable,  as  the  dips  are  not  given. 
But  a  thoughtful  consideration  of  all  the  relations  above  set  forth  will  enable  the 
order  of  magnitude  of  the  dip  to  be  estimated  very  fairly. 

Angular  Unconformity  is  shown  by  abrupt  divergence  of  strike,  the  patterns  of  two 
adjoining  areas  being  markedly  unl  ke.  But  confusion  may  arise,  for  such  divergence 
may  be  caused  in  throe  distinct  way*:  (1)  By  stratigraphy  unconformity,  where 
older  series  of  rocks  is  overlain  by  a  much  younger  series  of  different  dip  and 
and  both  series  are  exposed  at  the  surface.  (2)  By  igneous  ntrusions,  where  an  older 
series  of  sediments  are  cut  by  younger  int-usive  masses,  whose  exposure  at  the  sur- 
face does  not  at  all  follow  that  of  the  sediments.  But  the  shape  of  the  igneous  out- 
crop, as  dikes,  round  necks  or  stocks,  etc,  appearing  thru  the  elsewhere  continuous 
sediments,  gives  a  due  to  this  relation.  Besides,  the  relative  age  of  the  intrusions 
is  usually  stated  in  the  marginal  legend  of  the  map.  (3)  By  faults,  which  bring;  to- 
gether strata  which  do  not  match.  These  are  always  marked  by  some  symbol  upon 
the  map.  The  upthrown  side  always  brings  lower,  older  rocks  to  the  surface,  over 
against  younger  rocks  on  the  downthrow  side  (see  Fig.  69).  The  character  of  a  fold  is 
most  readily  determined  by  means  of  the  succession  in  which  the  beds  outcrop  across 
the  map.  Thus  in  Fig.  69  the  succession  is  from  higher  beds  at  the  margin  of  the  fold, 
A,  to  lower  at  the  axis  to  higher  again,  indicating  an  anticline. 

To  Plot  a  Structure  Section  (see  Fig.  59) :  (1)  Note  the  sequence  or  age 
of  the  rocks,  as  given  in  the  marginal  legend  of  the  map.  (2)  Carefully 
study  the  entire  map,  determining  the  structure  by  means  of  all  suggestion 
data,  topographic  and  geologic.  Note  if  any  beds  thin  out  or  are  missini 
from  some  one  part  of  the  map.  Mark  out  in  dotted  lines  the  axes  o 
folds,  and  show  by  arrows  the  inferred  dips.  Mark  in  some  way  the  up 
throw  and  downthrow  sides  of  faults.  (3)  Plot  a  surface  profile  alone  tin 
desired  line  of  section.  (4)  Place  a  dot  on  the  profile  exactly  where  ead 
formation  outcrops  along  the  section.  (5)  Plot  in  the  inferred  dips,  aju 
connect  them  underground,  completing  the  inferred  folds.  Correct  the  dip* 
and  depth  of  fold,  if  they  are  so  drawn  as  to  cause  unlikely  variations  in  t-fci 
thickness  of  the  beds.  Test  thickness  by  plotting  at  every  outcrop,  a.nc 
if  the  inferred  thickness  varies  too  much,  look  for  possible  errors  in  reactfx* 
the  dip. 

QUARRYING 

17.    General  Considerations  Relative  to  Quarrying 

The  highway  engineer  may  have  to  open  and  operate  small  temporaj 
quarries  for  lc/cal  supply  during  the  building  of  a  highway.  In  large  co, 
tracts  he  may  have  to  open  and  operate  quarries  for  long  periods  of  "fcim 
extracting  structural  material,  crushed  rock,  paving  blocks,  curbing,  e+ 
The  requisites  for  successful  work  are:  (1)  Suitability  of  rock  type  j^j 
quality;  (2)  available  quantity;  (3)  favorable  conditions  for  extractio 
Droximity  of  the  quarry  to  the  place  where  rock  is  to  be  used;  (5) 
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tbfccost  of  obtaining  it,  including  (a)  stripping  of  overburden,  (b)  disposal 
of  waste,  (c)  length,  grade,  and  methods  of  haul. 

Structures  Influencing  the  Development  of  a  Quarry.  The  fractures 
uarersing  rocks  may  be  summarized  as  bedding,  lamination,  flow  structure, 
*jtnta  and  sheet  structure,  and  rock  cleavage.  The  planes  of  weakness 
ftlnag  which  rocks  may  be  conveniently  split  may  be  summarized  as  bed- 
ding, cleavage,  reeds,  rift,  and  grain.  Fractures  limit  the  size  and  shape 
cf  the  blocks  that  can  be  extracted.  Dimension  blocks  cannot  be  taken 
from  a  quarry  having  closely  spaced  joints,  but  such  conditions  are  "favor- 
able to  extraction  of  rock  for  the  crusher. 

IiicLLXATioN.  In  horizontal  or  gently  dipping  rocks,  the  quarryman 
may  select  the  beds  he  wishes  to  work,  taking  out  thick  or  thin  blocks  as 
he  pleases  over  large  areas.  The  amount  of  material  available  is,  in  uniform 
rocks,  practically  unlimited.  In  steeply  dipping  rocks,  all  beds  must  be 
taken  out,  whether  useful  or  not,  with  the  risk  of  great  waste  if  the  beds 
ire  not  uniform  in  quality.  Or  the  rock  may  have  to  be  mined  out,  a 
process  too  costly  for  the  highway  engineer.  Other  questions  that  must 
be  considered  in  the  field  are  as  follows:  How  many  beds  possess  favorable 
•tincture  and  quality?  How  long  is  the  strike  along  which  the  quality 
does  not  change,  the  distance  from  the  road  become  too  great,  the  over- 
t«rden  excessive,  property  rights  prohibitive  of  operation,  nor  the  outcrop 
cr#me  to  an  end  because  a  stream  or  a  fault-line  cuts  it  off?  Folding,  aside 
from  its  connection  with  dip,  may  limit 

qrjury  operations  by  bringing  unfavor-  ^,-~'  B  _--"""? 

aMe  rocks  to  the  surface.  Only  a  few 
suggestive  examples  can  be  given.  Each 
5*»bi  occurrence  presents  a  distinct 
;.rohietn.  In  the  anticlinal  hill  (see 
l~\Z-  60  mourned  from  (7)),  site  A  is  bad,  Fig.  60 

s*  the  face  *  ill  soon  reach  the  infolded 

ttodstone:  site  B  is  better  than  A,  giving  broader  outcrop,  gentler  dip, 
wd  permitting  easier  methods  of  extraction.  Displacement  of  rocks  along 
tr4FLT  may  bring  some  wholly  unsuitable  rock  into  the  place  of  the 
workable  rock  (see  Art.  10,  Fig.  33).  Such  a  quarry  must  end  at  the  fault- 
fcae.  Overthrust  faults  have  often  pushed  unworkable  rocks  over  upon 
tfae  desired  rock,  and  so  increased  the  overburden  (see  Art.  10,  Fig.  34). 
The  shearing  and  crushing  involved  in  faulting  often  renders  impossible 
»be  extraction  of  structural  blocks,  but  favors  development  for  crushed 
roHc.  The  extensive  fault-shattering  in  many  cement  limestone  quarries 
mkor  the  Hudson  Valley  does  not  prevent  their  being  profitably  worked. 
The  rock  may  be  weathered  along  a  fault  zone,  and  so  be  unfit  for  road 
netal.  Or  the  fault  zone  may  have  been  rehealcd  with  some  soft  mineral, 
a«  ralcite.  The  healed  zone  is  often  unfit  for  engineering  purposes.  Fault- 
;Janes  are  often  favorable  to  landslides,  and  their  presence  thus  adds  to  the 
danger  of  quarrying.  See  Art.  13.  Other  important  general  conditions 
ir»  the  topography,  overburden,  drainage,  supply  of  water  and  power,  availa- 
'  hty  and  coat  of  suitable  labor. 

18.    Investigations  Preliminary  to  Quarrying 

PreUntiAary  Studies.  Neglect  of  thoro  preparation  for  field  work  will 
aevitably  cause  loss  of  time  and  money  in  the  field. 

LrmcATURB  bearing  en  the  region  should  be  studied.  Nearly  every  state  in  the 
Caisa  fca«  published  a  report  on  its  stone  and  quarries  as  well  as  a  general  geolort***1 
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map  of  the  state.  Most  of  these  reports  can  be  obtained  free  or  at  a  nominal  coat, 
by  writing  to  the  Director  of  the  Geological  Surrey  of  that  state.  The  U.  S  GeoL 
Survey  has  published  a  wealth  of  literature  serviceable  to  the  purpose.  In  both  the 
state  and  national  survey  bulletins  the  names  and  characteristics  of  the  individual 
quarries,  or  the  rock  conditions  and  quarries  by  counties,  are  cited  and  described. 

Geological  Maps  of  the  region  should  be  studied  and  outcrops  of  favorable  rock 
in  favorable  situations  noted.  Cross-sections,  showing  the  structure,  thickness,  and 
relations  of  the  beds,  should  be  carefully  prepared.  Very  commonly  a  large  scale 
topographic  map  of  a  region  has  been  published,  but  no  large  scale  geological  map. 
In  this  case,  the  general  formation,  sequence  and  character  of  the  rocks  can  be  read 
from  the  small  scale  geological  map,  and  detailed  structure,  such  as  strike  and  dip, 
local  folds,  faults,  etc,  fairly  well  read  from  the  topographic  sheet.  See  Arts.  15  and  16. 
The  Tentative  Plan  of  Operation  of  the  quarry  should  be  prepared.  All  of  the 
preconceived  ideas  are  to  be  held  ready  for  modification  when  actual  field  studies  arc 
made. 

Field  Studies  or  Prospecting.  In  general,  any  steep  hill  other  than  one 
of  glacial  drift  may  be  tentatively  assumed  to  contain  hard  rock.  The 
engineer  must  study  the  form  of  the  hill  and  note  any.  signs  of  its  being 

merely  capped  with  hard 
rock  which  protects  a 
great  mass  of  soft  ma- 
terial below.  The  pres- 
ence of  water  conveni- 
ently situated,  the  prox- 
imity of  the  hill  to  a  line 
of  transportation  or  to 
the  highway  on  which  the 
quarry  product  is  to  be 
used,  are  important  fac- 
tors in  rapid  preliminary 
selection  (see  Fig.  61). 
The  dip  should  be  taken  on  all  outcrops  and  plotted  on  a  surface  map.  A 
cross-sectior>  should  be  constructed,  to  show  the  structure,  succession  and 
thickness  of  the  rocks.  Upon  the  plan,  too,  must  be  plotted  the  dip  and 
strike  of  the  joint  systems. 

As  a  practical  suggestion  of  wide  applicability,  the  following  quotation  is  condensed 
from  Snider  (24):  Another  very  favorable  location  for  a  quarry  and  crusher  site:  The 
top  of  the  hill  stands  about  100  ft  above  the  railroad  track,  and  a  little  creek  croaaea 
the  track  at  right  angles  just  north  of  this  hill.  The  bed  of  this  creek  would  make 
an  excellent  location  for  a  switch  and  for  the  crusher.  The  quarry  could  be  oper- 
ated by  gravity  and  still  have  a  face  of  60  to  80  ft  high,  and  a  length  of  several  rods. 
Weathered  Rock  outcrops  differ  from  fresh  rock  within  the  hill  in  the 
following  features:  Jointing,  slaty  cleavage,  and  tendency  to  check  or  split 
into  chips  are  usually  developed  to  a  maximum  on  weathered  outcrops. 
Rocks  tend  to  split  into  thin  sheets  along  the  bedding  planes.  Harder  and 
softer  beds  show  up  in  strongest  contrast.  Chert,  sand  layers,  and  even 
clay  layers,  in  limestone,  being  less  soluble  than  the  rock,  stand  out 
clearly.  They  are  sometimes  inconspicuous  in  fresh  rock.  Decay  products 
of  the  rock  can  be  fairly  well  judged.  Especially  in  drift  covered  regions, 
one  must  be  alert  to  distinguish  boulders  from  outcrop.  Boulders  are 
usually  somewhat  rounded.  Rock  in  place  appears  angular  and  jointed. 
Outcrops  occur  on  the  steeper  faces,  in  beds  of  streams,  and  in  artificial  cuts. 
The  Fresh  Rock  within  the  hill  may  be  expected  to  be  more  massive, 
less  jointed  and  cracked,  firmer  and  harder,  and  usually  of  darker  color 
than  on  the  weathered  outcrop.  Thicker  and  larger  blocks  are  extracted 
'  quarrying  proceeds.     This  is  not  invariably  the  rule.     If  extensive  de- 
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it  far  structural  material  is  intended,  core  borings  should  always 

takea  and  the  samples   subjected  to  petrographio  examination   and 

tests.     Fractures  and  planes  of  weakness  invisible  in  apparently 

rock  may  thus  be  detected.    Test  pits  should  always  be  dug  to 

ksh  rock,  even  when  a  temporary  road  quarry  is  to  be  opened. 

:Tht  Cost  of  Core  Boring  varies  with  the  type  of  drill  used,  the  character  of  the 

ad.  the  depth  of  the  hole,  and  many  local  conditions.    Shallow  shot-drill  holes  under 

»  ft  ooet  from  $1.50  to  $3.50  per  ft.    $3  to  $6  per  ft  is  a  fair  average. 

Qtsatity  Available.  If  beds  are  thick  and  of  uniform  quality,  the  dip 
•21  be  the  chief  factor  controlling  the  quantity  available.  If  the  rocks 
«  horiiontal  or  slightly  inclined,  the  supply  is  practically  unlimited.  This 
s  commonly  the  case  in  plateau  regions,  and  in  large  igneous  bodies  like 
to*  Hudson  Palisades,  Maine  granites,  or  the  Columbia  River  basalts.  In 
*eep\y  dipping  rocks,  where  the  engineer  does  not  intend  to  mine  the 
ttk,  the  quantity  available  will  depend  upon  a  complex  of  factors,  as 
ure*iy  indicated  in  the  paragraph  on  dip.  The  uniformity,  the  thickness 
**i  the  overburden  are  among  the  important  factors. 

A  rock  seen  to  be  highly  variable  in  quality  m  the  weathered  outcrop  should  be 
'Qeotod.enn  if  going  farther  entails  more  expense,  unless  some  easily  followed,  massive 
Mi  premise  enough  supply  for  the  purpose  in  hand,  and  better  material  lies  at  a 
pnsibcthre  distance.  Against  the  longer  haul  from  a  better  quarry  must  be  reck- 
•sed  too  very  serious  cost  of  excessive  waste  material  in  the  variable  rocks,  the  use- 
m  labor  it  entails,  and  the  difficulty  of  disposing  of  waste.  No  rule  can  be  given  to 
P*b  the  choice  in  such  cases.  The  following  suggestive  paragraph  is  condensed 
from  Snider  (24),  "The  Hunton  formation  consists  of  an  upper  and  a  lower  limestone 
u4  middle  shale  member.  As  it  is  usually  steeply  tilted,  the  differential  weathering 
°f  tkrn  three  members  produces  two  narrow  ridges  and  an  intervening  valley.  Either 
<4  tt»  Hunton  limestone  members  would  be  suitable  for  road  material,  but  as  neither 
*■  a  thickness  of  over  40  ft,  and  as  it  always  outcrops  near  the  Viola  limestone,  which 
■  «*  pood  quality  and  800  to  500  ft  thick,  the  latter  wfll  almost  certainly  be  used  in 
V&nace  to  the  Hunton."  A  simple  device  in  the  case  of  steeply  dipping  strata  is 
to  qavry  along  the  strike,  keeping  to  the  outcrop  of  a  favorable  bed. 

Overburden  or  top  is  the  cover  of  soil  and  unusable  rock  above  the  work- 
*}k  stone.  As  it  is  rarely  profitable  material,  the  stripping  must  be 
("xtomicaliy  done.  A  thick  overburden  sometimes  cannot  be  removed, 
ud  the  desired  rock  is  mined  out  from  under  it.  Thick  cover,  whether 
*'  be  stripped  or  not,  will  prohibit  quarrying  unless:  (1)  The  material  mined 
a  n  valuable  as  to  pay  for  the  extra  cost,  as  in  cement  or  marble  quarries; 
'•j  the  overburden  is  itself  valuable,  as  for  brick  or  lime. 
CosBBoa  overburden  materials  are  sand,  day,  soil,  and  tree  stumps,  glacial  drift, 
bothered  and  bepkea  bed-rock.  Sandy  soils  are  usually  friable,  but  when  mixed 
Jftbday  are  apt  to  be  tough  and  hard.  Glacial  drift  ptesenta  every  variety  of  material 
■*■  base,  friable  soils  to  hardened  boulder  day  that  will  stand  up  in  a  vertical  cliff 
•*■  batted,  as  in  the  Chicago  Canal  cut. 

19.    Operation  of  Quarries 

.Hsa.  It  is  important  that  a  definite  plan  of  development  be  fully  de- 
*kd  upon  before  the  quarry  is  opened,  even  tho  it  be  a  temporary  opening. 
k  **»y  quarry:  (1)  The  position  and  form  of  the  working-face  must  be 
d**kd  upon;  (2)  a  place  must  be  selected  for  a  dump,  and  the  methods 
^  ****  disposal  be  considered;  (3)  the  floor  should  be  so  placed  as  to  drain 
Morally,  as  water  annoyances  have  closed  many  quarries;  (4)  all  rock 
Bwv,ln»ents  should  be  with  gravity,  down  to  the  quarry  floor,  down  to  the 
fTnAef  or  dressing  shed,  down  again  to  the  transporting  agency.  If  the 
qaarry  is  to  be  a  permanent  enterprise,  the  form  of  the  quarry  when  f '  " 
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developed  must  be  minutely  planned  beforehand.     For  detailed  descrip- 
tions refer  to  (5). 

Location.  Quarries  should  have  hillside  locations.  Hill  tops  and  level 
ground  are  generally  to  be  avoided.  In  level  land,  the  quarry  is  sure  to 
develop  into  a  pit-like  cut  in  which  water  accumulates.  On  hillsides,  the 
quarry  floor  can  be  so  high  that  it  will  drain  naturally;  the  waste  and 
overburden  can  be  dumped  below  the  quarry  floor  level;  the  crusher,  etc. 
may  be  further  down  the  slope.  See  Fig.  61.  The  quarry  is  opened  by 
(1)  stripping  off  a  convenient  area  of  overburden,  (2)  securing  a  working 
quarry  face.  This  may  be  done  by  blasting  down  the  front  of  the  rock 
cliff  along  the  line  that  is  to  be  the  face,  or  by  running  a  trench  into  the 
rock  and  then  widening  the  trench.  Graded  approaches  should  be  built 
with  the  first  waste  material.  Stripping  in  small  quarries  is  done  with 
pick  and  shovel  and  crowbar.  Wheelbarrows,  horse  carts,  or  small  rail 
cars  are  used  to  transport  the  material.  Blasting  will  be  found  economical 
in  loosening  tough  or  frozen  soil.  Deep  blasts  are  commonly  used  when 
steam  shovels  are  employed.  The  hand  work  costs  an  average  of  25  to  30 
cents  per  cu  yd,  but  the  cost  is  the  resultant  of  many  variable  elements. 
It  is  advantageous  to  strip  a  considerable  area  at  a  time  rather  than  to 
strip  piecemeal'  as  quarrying  progresses.  Stripping  in  permanent  quarries 
is  often  done  during  the  winter  months,  when  regular  work  is  suspended. 

Dumping.  Many  quarries  have  been  ruined  by  unwise  methods  of 
disposal  of  waste."  The  dump  must  not  be  placed  so  as  to  impede  future 
development.  Dumping  down  the  quarry  face  is  always  bad  practice. 
Waste  may  be  used  to  build  graded  roads  leading  up  to  the  quarry  floor, 
the  crusher,  and  to  the  main  highway  (see  Fig.  61);  or  the  engineer  may 
decide  in  what  direction  he  will  develop  the  quarry  face  and  then  dump 
waste  systematically  at  the  opposite  end.  The  amount  of  waste  varies  not 
only  with  the  overburden,  but  with  the  method  and  purpose  of  the  quarry- 
ing. In  many  smaller  quarries  for  structural  blocks  the  rock  is  loosened 
by  blasting  and  the  larger,  irregular  fragments  are  cut  into  dimension 
stone.  This  method  is  cheap,  but  wasteful,  as  less  than  a  fifth  of  the 
quarried  stone  reaches  market.  Unless  the  smaller  pieces  can  be  used 
for  crushed  rock,  they  must  be  disposed  of  as  dump. 

Development  of  the  Quarry  Face.  Green  well  and  Elsden  (5)  classify 
quarries  as  (1)  single  face  quarries  with  elevated  floor,  (2)  benched  quarries, 
with  one  face  above  another,  (3)  open  pit  quarries,  (4)  mines  or  underground 
quarries,  and  (5)  combinations  of  any  of  these.  Only  classes  (1)  and  (2) 
need  be  considered  here.  A  large  quarry  face  and  a  large  quarry  floor  are 
desirable.  The  face  may  be  extended  along  the  strike  as  far  as  conditions  of 
rock,  topography,  and  property  rights  permit.  A  long  quarry  face  has  many 
advantages.  The  height  should  be  moderate ;  60  ft  is  convenient  for  easy  and 
rapid  extraction,  and  120  ft  should  be  a  maximum  in  most  rocks;  but  special 
conditions  in  large  developments  may  make  far  greater  heights  advisable. 

When  the  height  is  great  it  is  well  to  work  the  quarry  in  terraces  (see  "Fig.  61).  Each 
terrace  has  its  own  working-face  of  convenient  height.    The  top  terrace  is  worked 

back  into  the  hill,  and  the  cutting-back  of  each 
succeeding  lower  terrace  is  no  timed  as  to  keep 
pace  with  the  topmost.  Many  gangs  can  thus 
attack  the  quarry  face  simultaneously.  The 
method  is  especially  advisable  in  deep  sand  and 
clay  quarries.  Similarly,  a  very  long  quarry 
face  may  be  broken  into  a  series  of  short  faces. 
Fig.  62  pact  successive  face  being  offset  from  the  ad- 
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a^Tga^^  e^podn,  two  free 

ian  of  rock  for  each  unit  of  the  quarry.    In 

a*  names  the  two    methods  may  be 

antral,  as  shown  in  Fig.  63.       Some  of 

Ut  net  orpumd  quarries  in  the  world  are 

fcnJoH  by  this  method.     Fig.  64  shows  a 

tewed  quarry   oi    amphitheatre    pattern, 

nut  tnaeeatrie  terraces,  each  with  a  line 

d  track  watting  down   an  incline   to  the 

•awj  eatranee.    Thia  type  ia  used  in  de- 

wb*f  large  sand  pita.     The  single  face  **  » 

Heavy  charges  of  powder  are  put  into  holes 
at  the  base  of  the  quarry  face.  The  entire 
height  of  the  rock  face  is  loosened  along  the 
bedding  planes,  and  slides  into  the  quarry, 
leaning  against  the  wall  (see  Fig.  66  (25). 
64  The  loosened  material  can  then  be  broken 

up  by  hand  or  by  small  charges,  working  at 

nt  bottom  of  the  dido,  which  thus  feeds  down  into  the/juarry  until ^  £«sedup. 

htHndTthTeKctive  dip  for  quarrying  purposes  is  the  dip  of thejomt  planes, 

nnMhnkalwan  «*  to  be  eteep.    Blasting  near  the  quarry  face  looeens  up  not 

at^ro^tpffl^  Aaarulettianotwiaeto 

an  the  quarry  so  that  the  beds  dip  into  the 

al  Iran  the  quarry  face,  or  where  the  beds 

twrinag  the  quarry  face,  as  shown  in  Fig. 

It  Tbn  gives  a  very  stable  quarry  face,  but 

mtj  rsquire  that  rock  be  lifted  out  of  its 

an*  afkimt  gravity.      In  very  much  frac- 

tmd  rocks,  quarried  only  for  broken  stone, 

ucApto  of  less  importance.     There  are  tem- 

anry  roadside  quarries  opened  in  a  hard, 

££  tl^iSSaJX  ™ld™  to  recogntaed.  Another  method  I.  by  u»- 
SfcLTchw  wJdTor  soft  rock  i.  mined  out  from  beneath  a  rock  ma-  until  the 

mna  jmkn  -round  it.  This  is  a  cheap  method  which  has  been  usea  in  ^a**"" 
ZSJZfltTS*  «.  .  Urge  «ale  In  S«ony.  but  it.  u»  to  esu«  Urge  roek 
-  -  •   -  It  is  a  very  little  used  in  America.  .,  . 

<£sl*7  The  range  of  cost  in  many  plants  is  from  66  to 
SOeents  per  cu  yd.    Crushed  trap  costs  75  to  95  cents  per  cu  yd 

at  faction  of  Dimension  Blocks.  The  beds  of  a  sedi- 
ment, or  the  sheets  of  granite,  must  be  thick  and  the 
joints  widely  and  regularly  spaced  to  permit  the  de- 
velopment of  a  quarry  for  dimension  blocks.  Only  such 
methods  as  a  highway  engineer  might  have  to  apply 
in  obtaining  blocks  for  engineering  masonry  will  be  de- 

L  The  block  may  hTworked  out  with  levers  and  crowbars,  if  it  be  of  convenient 
fesadatperated  by  joints  from  the  parent  mass.  ^^  ^^ 

1  Tn*  block  may  be  f  ar  too  large,  or  may  *«*•«**  d^JTa^fie^ 
TW  nantest  methods  for  splitting  it  ©«f  are:    (a)  By  means  of  pwga  ana 


Fig.  66 
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Fig.  67.    Plug  and  Feathers 


(see  Fig.  67).    The  plug  is  a  flat  steel  wedge  P.    The  feathers  FF  are  two  pfrce*| 
steel  cut  as  vertical  sections  of  a  cylinder,  convex  on  one  face  and  flat  on  <be  < 
The  feathers  are  placed  in  a  drill  hole,  their  convex  surfaces  fitting  the  hoik  their 
faces  together.    The  plug  is  driven  between  them,  so  as  to  push  them  apart. 

holes  are  drilled  in  the  rock  alot^  the  line  | 
break    desired,    and  plugs  and  feathers 
placed  in  each.    Great  care  is  taken  to 
them  perfectly  parallel  to  each  other,  so 
they  all  stress  the  rock  in  the  same 
The  utmost  care  must  be  taken  to  drive 
plugs  with  exactly  equal  force,  using  light 
all  along  the  line.     The  rock  splits  off 
and  true,  with  a  Lat  face.    Holes  H  to  X  in 
diameter  by  2  H  to  5  in  deep  and  6  to  8  in  ai 
will  split  granite  6  ft  thick.    Such  holes  2>i 
8  in  deep  will  split  granite  8  ft  thick.    Sandstone  usually  requires  deeper  holes 
does  granite.    Holes  in  granite  H  by  2  H  in  can  be  drilled  in  6  min.    It  takes 
1  min  to  set  the  plug  and  feathers.    A  good  workman  can  drill  and  plug  80  holes  in  I 
working  hr.    With  a  pneumatic  plug  driller,  260  holes  can  be  drilled  in  a  working 
(b)  A  more  wasteful,  but  much  used  method  of  getting  blocks,  is  simply  to  blast 
masses  and  sledge  them  into  shape. 

Bedded  Sandstones  and  Bluestones  split  readily  along  bedding  planes,  giving  flat 
plates  suitable  for  flagstone.  Thicker  plates  can  be  used  for  curbing  or  for  structural 
material.  The  slabs  are  called  lifts  by  the  quarrymen.  There  a  e  usually  two  sets 
of  vertical  joints  in  a  good  Milestone  quarry,  one  fairly  parallel  to  the  strike  and  called 
strike  joints  or  side  seams,  the  other  intersecting  nearly  at  right  angles,  and  so  called 
dip  joints  or  headers.  These,  and  the  bedding  planes,  determine  roughly  the  sise  and 
shape  of  the  lifts.  Quarried  rock  slabs  often  tend  to  rplit  parallel  to  the  bedding  into 
thinner  sheets;  thus  a  stone  quarried  for  curb  may  split  into  common  flagstone.  The 
plane  of  weakness  along  which  the  parting  occurs  is  called  a  reed  (see  Art.  3,  Its;.  17). 
When  quarrymen  wish  to  split  a  rock  into  thinner  slabs,  they  select  a  visible  reed  and 
attack  it  with  plugs  and  feathers,  or  simply  with  wedges. 

In  Granite  Quarries  there  are  usually  at  least  three  systems  of  joints,  two  nearly 
vertical  and  intersecting  at  various  angles,  and  one  approaching  the  horizontal,  but 
often  sloped  parallel  to  the  slope  of  the  hill.  This  last  jointing  has  a  different  cause, 
and  is  called  the  sheet  structure  (see  Art.  10).  The  sheetings  are  usually  closer  to- 
gether near  the  surface  than  at  greater  depths.  The  three  joint  systems  divide  the 
granite  into  Mocks,  which  can  be  wedged  or  barred  out,  or  loosened  by  judicious  blast- 
ing and  split  with  plug  and  feathers  to  desired  size.  Solid  granite  blocks  are  traversed 
by  planes  of  weakness  along  which  the  rock  may  be  easily  split.  There  are  either  two 
or  three  sets  of  such  intersecting  planes  c  lied  the  rift,  the  grain,  and  the  head,  respec- 
tively. The  rift  is  the  plane  of  greatest  ease  of  splitting,  the  head  that  of  least  ease. 
These  planes  are  due  to  flat  zones  of  gas  or  liquid  inclusions  in  the  quartx,  and,  to  a 
lesser  degree,  in  the  feldspar,  and  to  minute  hairline  fractures  and  faults  that  follow 
these  zones.  The  rock  can  be  split  easily  along  these  planes  into  flat-aided  blocks,  but 
an  attempt  to  break  a  granite  block  in  any  other  direction  results  in  an  irregular  fracture. 
The  rift  is  of  utmost  importance  in  the  making  of  paving-blocks.  A  fairly  fine  grained 
massive  granite  with  well  developed  rift  and  grain  intersecting  at  right  angles  is  re- 
quired, and  not  all  quarries  yield  such  rock.  The  skilled  workman 
can  recognize  the  rift  and  grain  directions,  and  by  judicious,  light 
blows  with  a  sharp-edged  hammer  cleaves  the  rock  into  the  re- 
quired shape.  The  block  must  have  four  flat  faces,  so  that  a  dose- 
jointed  pavement  can  be  laid.  Hence  the  rift  and  grain  must  form 
these  sides  (see  Fig.  68). 

Blasting  should  be  done  with  black  powder.    High  explosives 
are  apt  to  shatter  the  rock,  often  leaving  microscopic  weaknesses 
even  in  apparently  solid  material.    Road  metal  crushed  from  rock* 
loosened  by  dynamite  blasts  is  said  to  disintegrate  more  readily* than  when  the  slower 
explosives  are  used.    Joveite  explodes  more  slowly  than  dynamite,  and  penetrates 
farther  into  the  rock.    Its  use  is  strongly  recommended  by  Gillette  (4). 
Dangers.    According  to  GreenweU  and  Elsden  (5)  more  accidents  in  quarries  are 


Fig.  68 
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•*  to  iKfc  Mb  titan  to  sny  other  cause.    Camlwnf  no  in  using  explosives  is  the  next 

**  fartto  source  of  aeddent. 

Bonow-Pits.    Flat  lands   usually   have  deep   soils;    hillside   soils   are 

•Jlbwer,  and  apt  to  be  stony.     Little  gullies  are  apt  to  have  thin  and 

Wday  soils.     In  glaciated  country,  hills  may  easily  be  wholly  made  of 

fcft;  »>1  depths  must  be  judged  by  recognizing  sheet  till,  moraine,  kame 

wna,  etc.    In  all  cases,  if  much  material  is  needed,  the  depth  may  be 

Stored  by  driving  down  a  rod  in  several  places  until  it  strikes  bed-rock 

«  boulder. 

Ifol  The  authors  gratefully  acknowledge  their  deep  indebtedness  to  Professor 
J*j*»r\  Berksy  and  Professor  Douglas  W.  Johnson  for  valuable  information  and 
■»>  » the  preparation  of  this  section. 
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LOCATION 

1.  General  Considerations  Relative  to  Location 

A  General  Study  of  the  Conditions  underlying  the  proposed  highway 
flMruetaon  or  improvement  should  first  he  made,  and  certain  basic  facts 
**buaoed  as  a  foundation  from  which  to  proceed.  If,  for  instance,  the 
•*y»  and  means  provided  are  for  the  general  improvement  of  the  traffic 
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a  state,  questions  or  location,  as  well  as  many  others,  may  reqoi 
^terminations  than  in  the  case  of  an  appropriation  for  the  cc 
-  improvement  of  a  single  highway  for  the  purpose  of  conneeti 
:ant  points.  In  the  former  case,  it  will  be  advisable  to  ta 
to  account  the  existing  traffic  facilities,  such  as  railroads,  and 
y  to  their  operations  by  too  closely  paralleling  them  with  i 
Is,  thus  duplicating  the  traffic  facilities  thru  one  narrow  secti 
implementing  the  existing  facilities  for  traffic  by  the  developnu 
s  tributary  to  them,  and  thru  territory  lacking  in  sufficient  wi 
■rtation.  In  the  case  of  an  individual  highway  connecting  t 
it  may,  on  the  other  hand,  be  most  appropriate  to  strive  (or  I 
nomy  in  both  first  cost  and  maintenance  along  lines  identi 
indcrl ying  the  economic  location  of  a  rail  wayiinder  like  conditio 
different  solutions  of  the  questions  as  to  location  are  possi 
ring  conditions  surrounding  the  work.     See  Sects.  6  and  7,  I 

isral  Principles  Concerning  the  Locations  of  Highway!  are  s 

i  to  those  affecting  the  location  of  railways,  and  for  an  extern 
of  these  principles,  reference  may  be  had  to  Sects.  6  and  7,  i 
regards  the  selection  of  existing  highways  for  improvemt 
e  far  more  usual  work  of  the  highway  engineer  in  this  matte 
le  more  general  principles  as  are  suggested  above,  and  refer 
.,  will  apply,  and  they  should  be  recognised  even  more  fully  tl 
xnm  in  many  cases.  It  should  further  be  always  remembered  t 
ions  imposed  by  engines  and  cars  running  on  rails  are  much  I 
more  severe  than  in  the  cases  of  the  more  flexible  vehicles  ui 
treeta.  The  latter  find  far  less  objection  to  undulating  lines  i 
i  as  may  be  desirable  on  a  road  for  many  reasons.  For  diecussi 
section,  see  (10),  (21)  and  (22). 

2.    Lines:  Curves  and  Tangents 
mentB  in  the  Line*  of  Existing  Locations  should  be  made  w 

but  with  discretion.  Hence,  in  considering  the  posaibil 
anges,  certain  tacts  affecting  their  desirability  should  also  be  < 
ii  the  original  location  of  highways  and  in  the  improvemen 
ids  and  streets,  an  unfortunate  tendency  has  frequently  exii 
t  lines  and  right-angle  turns  St  almost  any  cost.  In  ui 
ie  disadvantages  of  one  or  both  to  the  street  authorities  an' 

seem  to  bo  outweighed  by  the  advantages  to  the  adjacent  p 
iven  this  is  not  always  really  the  fact,  especially  in  reside] 
here  curved  lines  coordinating  with  or  related  to  the  con 
produce  results  infinitely  superior  to  those  from  a  rigid  grid 
)n  roads,  tangents  and  simple  curves  in  the  line  are  neithe: 
able  nor  advantageous  in  the  end.  While  tangents  and  i 
ighway  lines  may  seem  to  be  beneficial  to  the  adjoining  prop 

the  opportunity  thoy  give  for  placing  rectangular  building 
ty  with  the  least  waste  of  ground,  or  for  plowing  in  airs 
r  disadvantages,  such  as  the  tracking  of  vehicular  traffic, 
nent  of  improper  high  speed  between  turns,  the  danger  to  tl 
p  turns,  the  monotony  of  aspect,  the  excessive  grading  froqut 
nd  possibly  other  effects  should  be  carefully  considered. 
).  (58d)  and  (68g), 
ay  Curves,  with  even  occasional  reverse  curves  and  a  red 
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carve,  are  almost  always  preferable  on  roads  to  tangents  with  a 
agar  maximum  curve  at  the  turn  between  them,  especially  if  other  ad- 
Wifn,  such  as  reduced  grades,  or  better  drainage,  better  foundations, 
hfer  protection  from  wind  and  snow  drifts,  reduced  maintenance  cost,  , 
idler  ihade  and  lees  danger  to  the  traffic  can  probably  be  had.  As  regards 
Ban,  H  should  be  remembered  that  while  large  motor  cars  can  be  turned 
■ttoot  backing  within  a  circle  of  less  than  50  ft  in  diameter,  and  most, 
faot  all,  motor  trucks,  within  one  somewhat  less  than  80  ft  in  diameter, 
ufa  »  requires  more  care  and  slower  speed  than  it  would  be  practicable 
>opect  in  rounding  a  corner  in  the  highway.  It  is  advantageous  in 
teb&shing  the  line  of  a  road  to  secure  radii  as  much  greater  than  50  ft 
i  practicable  for  the  necessary  turns  and  generally  to  make  them  not  less 
■n  UO  or  200  f t.  In  this  connection  see  Art.  15,  (29d),  (30),  (57),  (62) 
rf(63). 

fariglU  Lines  on  Roads  should  not  ordinarily  be  secured  at  the  expense 
•erificing  trees  or  other  like  objects  of  value,  unless  a  careful  balance 
'  moderations  makes  such  a  sacrifice  necessary.  The  importance  and 
*■  of  trees  and  like  growth  for  aesthetic,  as  well  as  for  such  ordinary 
■■derations  as  shade,  wind-breaks,  effects  on  temperature  conditions, 
•*  ia  just  beginning  to  be  appreciated.  On  the  other  hand,  angles  and 
naihould,  as  far  as  possible,  be  evidently  necessary,  that  is,  an  apparent 
■on  for  them  will  do  much  to  excuse  their  existence  and  forestall  the  other- 
»  ready  objections  to  them.  Other  apparent  reasons  being  lacking  for 
•ogle  in  the  line,  the  making  of  it  at  an  intersection  will  do  much  to 
wwe  criticism. 

ktansctions  must  be  investigated  and  considered  most  carefully  espe- 
By  in  view  of  the  recent  and  possible  increase  of  speed  general  on 
tfivtya.  See  (58c).  Angular  intersections,  especially  rectangular  ones, 
|  dangerous,  particularly  if  the  view  from  one  highway  to  the  other 
is  my  way  obscured.  In  such  cases  and  where  the  number  of  vehicles 
Msiag  the  intersection  is  great,  police  regulation  of  the  traffic  at  the 
■ttertwm  is  almost  always  a  necessity  in  order  that  frequent  accidents 
T  be  prevented,  and  if  anything  like  effective  use  of  the  existing  streets 
to  be  had.  If  curvilinear  intersections  can  be  arranged,  and  what  is 
wn  ma  the  rotary  system  of  traffic  at  the  intersection  approached 
•cured,  not  only  will  the  dangers  to  the  traffic  be  decreased  and  the 
*aaity  for  police  regulation  materially  diminished,  but  also  the  efficiency 
the  existing  highways  as  such  will  be  increased.  See  (43b).  Possibil- 
■  for  improving  the  location  of  the  lines  of  the  highways  at  the  intersec- 
ts should  be  thoroly  examined.  In  this  connection  see  (10)  and  (58c). 
t  view  of  the  Importance  of  Proper  Location  compared  with  that  of 
other  items  of  highway  improvement  may  be  had  by  reference  to 
b)  and  (42).  The  authors  point  out  that  in  expending  borrowed 
aey  for  highway  improvement,  the  authorities  in  charge  should 
iaguish  carefully  between  the  permanent  and  perishable  features  of  the 
**ty,  and  that  alignment,  drainage  structures,  foundations  and  grades 
rid  be  looked  upon  as  permanent  features  and  expenditures  for  them 
Iks  hght  of  investments.  If  these  features  therefore  do  not  come  up 
ertain  standards,  it  will  be  poor  economy  to  spend  money  on  transitory 
rovemeats  on  top  of  them,  such  as  surfacings,  which  must  be  maintained 
■aeiderable  expense  from  year  to  year  and  ultimately  be  renewed,  espe- 
b  if  considerable  expense  and  trouble  are  gone  to  in  making  the  sur- 
np  aa  permanent  as  possible.    The  advocates  of  relatively  permanent 
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Sect.  |, 


surfaces  contend  that  such  crusts  or  pavements  will  have  a  oonsiderabl 
value  as  foundations  for  other  surf acings  after  the  expiration  of  their  own  lifi 
as  a  wearing  surface.  This  is  undoubtedly  true  if  the  alignment  and  grade 
of  the  highway  are  satisfactory  at  that  time.  Otherwise  the  old  pavemeo 
will  constitute  a  difficulty  in  the  way  of  proper  resurfacing  and  be  a  liability 
rather  than  an  asset.  The  added  cost  of  right-of-way  in  grading  necessac 
to  make  the  location  the  best  obtainable  may  be  offset  to  some  degree  by  tl 
value  as  a  foundation  of  the  old  pavement  at  the  expiration  of  its  life  as 
surfacing.  Hewes  (42)  gives  as  average  figures  from  a  study  of  224  sectioi 
of  road,  the  following  division  of  cost: 


Type 

Drainage 

and  Grading 

Percent  of 

Total  Coat 

Paving 
Percent  of 
Total  Coat 

Gravel,  20  ft  wide 

41.15 
36.89 
26.85 

58.85 

Water-bound  macadam,  15  ft  wide 

68  11 

Bituminous  macadam,  1 5  ft  wide 

78.15 

The  importance  and  desirability  in  any  case  of  increasing  the  percentag 
in  the  first  column  of  figures  and  decreasing  those  in  the  second  column 
the  above  is  evident.  Especially  will  this  be  the  case  where  the  funds  pi 
vided  are  borrowed  because  in  that  case  the  expenditures  are  really  from  1 
community's  capital.  If  the  expenditures  are  made  from  the  annual  1 
levies,  they  may  be  said  to  be  from  the  community's  income.  1 
greater  importance  of  expending  capital  for  only  those  investments  wh; 
may  be  regarded  as  permanent  and  profitable,  and  the  desirability  of  coni 
ing  expenditures  for  transitory  benefits  to  incomes,  each  in  so  far  as  may 
practicable,  needs  no  argument  here. 

3.    Availability  and  Character  of  Materials 

The  Comparative  Availability  of  Suitable  Materials  for  the  found.a.1 
or  the  highway  structures  will,  where  opportunity  offers  a  chance,  afl 
the  general  location  or  the  particular  location  of  a  section  of  highway.  ' 
location  of  t»  road  along  one  side  of  a  valley  where  suitable  stone  for 
crust  is  readily  obtainable  is  likely  to  be  preferable  to  a  location  disadvai 
geous  to  such  sources  of  supply.  Other  things  being  equal,  the  locatioi 
a  road  over  a  stratum  of  gravel  or  sand  will  be  preferable  to  its  location  < 
clay  or  over  a  bog.  Consideration  of  all  such  matters  is  necessary 
important. 

The  Character  of  the  Materials  Available  for  construction  will  neeessa 
have  to  be  known  and  studied  in  order  that  wise  decisions  in  their  selec 
or  avoidance  may  be  made.  Records  of  tests  will  often  be  available 
in  the  cases  of  broken  stone  from  established  plants.  In  other  cases  esx> 
teste  may  have  to  be  made  on  the  materials  being  considered,  before 
ceeding  further  with  some  of  the  preliminary  considerations. 

4.    Esthetics  and  Local  Environments  as  Affecting  Location! 

Appearances  and  Suitability  to  Local  Environments  have  often  been  £ 
too  little  consideration  in  the  determination  of  the  locations  of  roac&Q 
streets.  Later  the  value  of  proper  consideration  in  such  matters  has  } —  i 
manifest  and  the  lack  of  it  been  regretted.     Frequently  then  it  hi 
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a»  kte  to  re-arrange  the  location  satisfactorily  except  at  prohibitive  ex- 
mx,  and  hence  it  is  important  that  preliminary  investigation  should 
*apr«  special  consideration  on  these  points.  See  (68g).  As  angles 
a  tie  location  should  be  made  at  intersections,  or  because  of  some  evident 
■*ane  for  the  break  in  the  line,  such  for  instance,  as  a  permanent  object 
ihi  ledge  outcrop,  a  hill,  or,  it  may  be,  even  a  large  and  valuable  tree,  the 
■Knee  of  such  reasons  for  angles  should  be  carefully  noted.  Generally 
4>BhBg,  the  greater  satisfaction  with  a  location  properly  made  with  con- 
■BBitioo  of  the  aesthetic  features  as  well  as  of  the  other  controlling  matters 

■  wfl  worth  the  relatively  small  additional  cost  of  including  a  proper  con- 
■fcr&tkn  for  appearances.     See  (58g). 

local  Environment  should  be  given  proper  consideration  as  to  details 
rf  location.  The  proximity  of  a  stream  liable  to  sudden  floods  and  depar- 
&BB  from  its  regular  channel  may  necessitate  considerable  expense  for  the 
■raertion  of  the  highway  and  a  location  farther  away  from  the  stream,  even 
rf  tie  curvature  and  the  length  of  the  highway  be  somewhat  increased,  may 
■*  preferable.  A  change  in  the  location  of  a  highway  may  necessarily 
jwaapany  an  improvement  in  grade  if  a  spring  or  other  feature  of  importance 
»  to  be  protected,  or  if  entrances  from  the  highway  to  private  property 
w  to  be  properly  provided.     The  general  character  of  the  lines  of  a  road 

*  afreet  may  be  materially  affected  by  the  character  of  the  development 
if  the  adjacent  property.  Curved  locations  are  frequently  more  adapted 
o  residential  sections  than  to  commercial  districts.  Consideration  in  this 
Batter  must  embrace  not  only  those  of  existing  conditions  but  of  probable 

*  posnhle  future  conditions  concerning  the  use  of  the  adjacent  property. 

5.    Climatic  Conditions  as  Affecting  Location 

Ctaatic  Conditions  may  affect  the  decision  as  to  location  where  a  choice 

*  permissible.  The  avoidance  as  far  as  practicable  of  extremes  of  tempera- 
tow  will  reduce  the  effects  on  bituminous  materials  used  in  the  construction 
sf  the  road  crust  and  the  expansion  and  contraction  in  other  materials.  A 
watbn  exposed  to  extremes  of  sun  in  summer  and  of  cold  wind  and  snow 

■  winter  it  may  be  desirable  to  abandon  for  another  less  so  but  otherwise 
xpffty  good.  One  location  may  be  subject  to  greater  and  longer  continued 
****««  than  another  and  thereby  be  more  or  less  desirable  according 
to  the  character  of  the  foundation,  road  crust  and  other  considerations. 
*«  severity  of  frost  action  may  be  less  in  one  location  than  in  its  alternative 
**i  tms  fact  may  decide  between  the  two.  The  wind  effects  may  vary 
xtveen  two  otherwise  equal  locations  and  all  these  matters  may  materially 
ifert  the  expenses  for  up-keep  as  well  as  for  construction.     For  instance, 

*  some  poorly  located  roads,  where  alternative  locations  were  appreciably 
toBhie,  large  amounts  have  to  be  spent  each  winter  for  removing  or  break- 
H  thru  mow  drifts,  when  another  location  would  have  avoided  this  neces- 
*y«  On  some  of  the  Cape  Cod  roads,  located  by  force  of  circumstances 
n  exposed  positions,  the  State  of  Massachusetts,  for  a  number  of  years,  had 
4  Pay  annually  from  $50  to  $75  per  mile  for  the  spreading  of  sand  on  the 
**4v*y.  in  order  to  replace  that  blown  away  by  the  wind,  and  thus  prevent 
he  raveJUng  of  the  macadam. 

6.   Drainage  and  Foundations  as  Affecting  Location 


je  is  often  referred  to  as  the  most  important  single  consideration 
1  fcfhway  construction  and  maintenance,  and  as  a  general  rule  this  is 
**«Wy  the  case.     Sect.  8  considers  the  matter  of  drainage  in  detail* 
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but  the  general  importance  of  drainage  and  certain  general  principles  mu 
be  kept  in  mind  in  the  preliminary  consideration  as  to  location.  Excessive 
wet  locations  should  be  avoided  as  far  as  practicable  in  order  to  save  expeni 
for  both  construction  and  maintenance.  The  same  may  be  true  under  ce 
tain  conditions  as  regards  locations  inclined  to  be  unusually  dry.  Referen 
to  an  article  by  Fearnside  (33)  will  give  an  idea  of  the  facts  in  thin  mattei 

Opportunities  for  Drainage  and  the  possible  necessity  for  ditchi 
gutters  and  drains  must  be  carefully  investigated  and  noted  in  the  pi 
Uminary  investigations.  Water  comes  to  the  highway  in  two  ways,  1 
the  surface  from  storms  or  other  temporary  sources  and  by  undergroui 
channels  from  adjoining  land.  Part  of  the  storm  water  is  prevented  fro 
reaching  the  roadway,  and  what  falls  on  the  latter  is  carried  away  fro 
it  by  side  ditches  or  gutters,  the  necessary  provision  for  which  must  alwa 
be  made.  Side  ditches  and  gutters  may  be  simply  concomitants  of  t 
crown  of  the  roadway  or  they  may  be  especial  provisions  for  emergenci 
Berm  ditches,  which  are  extra  side  ditches  back  of  the  edges  of  cuts,  are  £ 
quently  advisable  to  protect  slopes  in  excavation  from  washing  out  or  slidi 
and  the  need  and  opportunities  for  their  provision  should  be  investigati 
One  of  the  greatest  difficulties  in  the  actual  construction  and  maintenax 
of  highways  is  that  of  turning  the  storm  or  other  water  reaching  the  highw 
off  from  it,  so  as  to  provide  efficiently  for  the  proper  drainage  of  the  roadwi 
The  property  owners  almost  invariably  insist  on  discharging,  at  their  c 
convenience,  storm  and  ground  water  and  even  waste  water  from  th 
properties  onto  the  highways,  and  this  discharge  increases  with  the  deveh 
ment  of  the  property.  On  the  other  hand,  land  owners  generally  obj< 
strenuously,  and  often  effectively,  to  the  discharge  of  storm  or  other  wa 
from  the  highway  onto  their  property,  except  possibly  at  the  natural  wa 
courses  where  running  water  is  continuously  present.  The  carrying  of  1 
storm  and  ground  water  from  the  highway  itself  along  the  highway  to  pot 
where  it  can  be  disposed  of,  frequently  necessitates  expensive  construct 
or  high  cost  for  maintenance.  If  to  this  water,  drainage  from  the  adjao 
property  is  to  be  added,  the  expense  referred  to  may  be  greatly  increaa 
If  the  water  thus  to  be  taken  care  of  can  be  frequently  turned  off  the  hi 
way,  it  may  be  possible  to  take  care  of  it  much  more  efficiently  than  wit 
the  limits  of  the  highway  itself.  The  importance  of  careful  investigate 
in  this  connection  is  great.  For  legal  aspects  of  this  subject,  see  Sect 
Art.  10. 

Sub-Drainage  covers  thepro  visions  made  for  taking  care  of  the  undergroi 
waters  or  for  carrying  water  underground.  In  all  cases  where  the  road  ci 
itself  is  built  less  than  2  ft  above  the  level  of  the  adjacent  ground,  it  becoi 
necessary  to  consider  the  probable  requirements  for  its  protection,  and  \ 
of  its  foundation  or  subgrade,  from  the  softening  effect  of, ground  wj 
especially  when  the  level  of  the  latter  rises  in  wet  weather  to  or  nearly  to 
surface  of  the  contiguous  land.  Underdrainage  may  be  imperative 
is  provided  by:  Underdrains,  open  ditches  and  V-drains.  The  choicx 
method  to  be  used  in  any  case  depends  upon  the  conditions  of  the  « 
itself  and  the  proper  pre-investigations  regarding  these  conditions  are 
portant  because  of  the  possible  effect  of  the. decisions  under  them  on 
determination  of  the  location  as  well  as  of  the  grades.     See  Sect.  3,  Art 

Foundations  of  the  Roadway  (see  Sect.  8)  must  ultimately  carry  the 
coming  on  the  surface  whether,  by  peculiarities  of  the  road  crust  or  p 
ment,  the  compressive  strains  are  more  or  less  distributed  by  the  tiir* 
reach  the  subgrade.     The  supporting  power  of  the  foundation  must 
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far»  be  sufficient,  under  the  most  unfavorable  conditions  likely  to  occur, 
r-.-  resist  safely  these  strains.  See  (26g).  Hence,  in  determining  many 
questions  preliminary  to  construction,  it  is  desirable  to  note  the  char- 
and  competency  as  a  foundation  of  the  material  over  which  the  road 
t  is  to  be  built;  the  possibilities  of  securing  a  better  subgrade  by  a  change 
im  tiie  location  or  grade;  or  the  probable  necessity  for  reinforcing  the  natural 
foundation  where  lines  and  grades  will  be  fixed  for  other  reasons.  The  con- 
ditions as  to  the  foundations  for  probable  structures,  such  as  bridges  and 
rulverts  along  the  line  of  the  highway  must  also  be  investigated  especially 
there  is  considerable  room  for  choice  in  the  location  of  the  roadway 
its  structure.  In  considering  the  naturally  existing  foundations,  the 
of  drainage  on  them,  when  it  may  be  provided  for  their  improvement, 
always  be  taken  into  account.  Questions  of  location  may  be  affected 
by  consideration  of  other  details  such  as  the  character  of  the  surfacing  prob- 
ably available  for  the  roadway,  and  the  distribution  of  the  strains  on  the 
foundation  resulting  from  their  passage  downward  thru  the  thickness  of  the 
road  crust.  See  (56).  The  possibilities  of  arriving  at  an  idea  of  the 
supporting  power  of  the  probable  foundation  materials  by  a  mechanical 
amaiysis  of  the  material  with  screens  have  been  suggested  and  some 
researches  were  made  along  this  line  by  McClintock  in  1899-1900.  The 
methods  for  this  test  have  not  been  standardized  nor  has  general  agreement 
*'j  the  theories  been  expressed.  The  Mass.  Highway  Comm.  has  stated 
•  54b>  the  following  conclusion  as  a  result  of  its  experience: 

"The  Commission  has  estimated  that  non-porous  soils,  drained  of  ground  water, 

at  their  worst,  will  support  a  load  of  about  4  lb  per  sq  in,  and  having  in  mind  these 

ngsres.  the  tM**™1—  of  the  broken  stone  has  been  adjusted  to  the  traffic    On  a  road 

befit  of  fragments  of  broken  stone,  the  downward  pressure  takes  a  line  at  an  angle 

•f  4V*  from  the  horizontal,  and  is  distributed  over  an  area  equal  to  the  square  of  twice 

tat  depth  of  the  broken  stone.    If  a  division  of  the  load,  in  pounds,  at  any  one  point, 

by  the  square  of  twice  the  depth  of  the  stone,  gives  a  quotient  of  four  or  less,  then 

i£l  the  road  foundation  be  safe  at  all  seasons  of  the  year.    On  sand  or  gravel  the 

posawre  may  safely  be  placed  at  20  lb  per  sq  in.     Acting  on  this  theory,  the  thickness 

of  some  on  state  roads  varies  from  4  to  16  in,  the  lesser  thickness  being  placed  over 

mad  gravel  or  sand,  the  greater  over  heavy  clay  and  varying  thicknesses  on  other 

In  cases  where  the  surfacing  exceeds  6  in  in  depth,  the  excess  may  be  broken 

stony  gravel  or  ledge  stone,  the  material  used  depending  entirely  upon  the  cost, 

equally  effective." 

Commission  speaking  of  sandy  loam  as  a  foundation  material  said  (64b): 
•Generally  speaking,  if  30%  or  more  of  the  material  will  pass  thru  a  100-mesh  sieve, 
tst  mtrodoctioa  of  a  drain  does  no  particular  good,  the  capillarity  of  the  soil  being 
•o  great  that  it  will  not  give  out  the  ground  water.  Under  frost  action  the  bearing- 
sa  properties  are  very  poor,  and  the  thickness  of  the  covering  will  have  to  be  increased 
aval  the  weight  is  distributed  over  an  area  large  enough  to  reduce  the  pressure  to  a 


In  this  same  connection  see  the  report  of  the  Spec.  Com.  on  Bearing 
Value  of  Soils  Am.  Soc.  C.  E.  (15b).  As  regards  artificial  foundations,  for 
an  elaborate  exposition  of  the  theories  underlying  a  formula  for  determining 
»(  see  (64).     See  (26g),  (28),  (32)  and  (34). 


7.    Possible  or  Probable  Changes  in  Conditions 

Conditions  cannot  always  be  foreseen  with  accuracy,  but  in  making 

arreatigatioQS  of  existing  factt,  the  possible  or  probable  changes  should 
be  estimated  and  provisions  made  accordingly.  It  is  upon  the  accuracy 
«f  such  estimates  and  the  sufficiency  of  the  provisions  made  that  the  attain- 
ed satisfactory  results  primarily  depends.    It  may  be  assumed  in 
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practically  all  cases  that  the  improvement  of  a  road  or  street  will  increa 
its  importance,  probably  result  in  improvement  of  the  property  adjacei 
to  a  relatively  high  degree,  and  increase  the  amount  and  severity  of  tl 
traffic  to  be  carried  by  the  road  crust  or  pavement.  Hence  it  seldom, 
ever,  occurs  that  a  character  of  results  which  will  just  satisfy  present  cone 
tions  most  economically  will  be  satisfactory,  or  even  efficient,  within  tJ 
early  years  of  the  life  of  such  results.  This  principle  applies  to  conside 
ations  of  location  as  well  as  to  the  features  of  construction  such  as  the  su 
facing  itself  and  perhaps  with  even  greater  force  because  of  the  great 
permanence  of  the  location  of  a  highway  when  once  determined  upon  ai 
formally  established.  Too  .much  consideration  of  future  conditions  ci 
hardly  be  given  in  all  cases  where  the  location  is  to  be  affected  in  any  wi 
by  them  and  decisions,  made  along  alternative  or  varied  lines,  are  possihl 
For  instance,  an  increase  in  amount  or  in  the  average  speed  of  traffic  mi 
argue  for  natter  curves.  The  development  of  property  along  a  road  w 
materially  increase  the  necessity  for  proper  provisions  for  drainage,  ai 
hence,  in  determinimg  the  dimensions  of  the  more  permanent  draina 
structures  and  their  location,  careful  consideration  should  be  given  to  tl 
probabilities  of  the  improvement  of  the  adjacent  property. 

The  Maintenance  to  be  Expected  of  Provisions  for  Drainage  should  be  consider 
in  this  connection,  because  the  location  of  proper  inlets  and  their  character  as  w 
aa  their  size  and  the  sixes  of  waterways  generally  will  be  materially  affected  by  t 
character  of  the  maintenance  accorded  the  highway  and  its  structures.  If  this  mai 
tenance  is  to  be  prompt  and  efficient,  such  as  may  be  expected  on  many  city  stree 
locations  for  the  structures  may  be  selected  to  meet  peculiar  conditions  and  a  mil 
mum  size  may  be  adopted  for  the  waterways.  If,  on  the  other  hand,  the  main  te nan 
may  be  expected  to  be  intermittent  and  inefficient,  as  in  the  case  of  many  row 
every  precaution  must  be  taken  to  provide  the  most  advantageous  locations  a 
sizes  as  well  as  character  for  the  drainage  structures  so  that  their  efficiency  may  nei 
fall  below  a  certain  minimum.  Some  experienced  highway  authorities,  more  or  li 
consciously  recognizing  the  facts  as  above,  lay  down  a  rule  that  no  pipe  culvert  un< 
a  roadway  shall  be  built  less  than  12  in  in  clear  diameter,  no  matter  what  the  drains 
requirements  theoretically  are,  because  of  the  likelihood  of  smaller  sized  pipes  becomi 
obstructed.  See  Art.  10  regarding  location  of  outlets  at  changes  in  grade.  T 
decision  as  to  the  installation,  in  connection  with  the  street  pavement  constructs 
of  catch  basins  or  simple  inlets  may  affect  some  decisions  as  to  the  pavement  itself 
the  curbs.  A  catch  basin  must  be  so  located  and  built  as  to  permit  its  ready  cleani 
out  at  intervals.  An  inlet  may  not  need  such  provision  in  its  construction  and  t 
provision  referred  to  may  affect  the  location  of  the  structure  and  the  construct] 
of  the  pavement  surface  adjacent  to  it.    See  Sect.  8. 

GRADES 

8.    Consideration  of  the  Effect  of  Grades 

The  Connection  of  Alignment  and  Grade  is  so  intimate  that  their  joi 
consideration  is  usually  necessary.  In  such  consideration,  the  exigenc 
of  proper  grades  should  generally  be  given  preference  as  far  as  possible. 

The  Effect  of  Grades  on  Traffic  should  be  given  careful  considerate 
along  with  the  other  matters,  to  determine  the  limiting  grades  of  a  highwi 
A  table,  compiled  by  Herring  (6),  gives  the  results  of  experiments  ms 
at  various  times  to  determine  the  force  required  to  overcome  the  re* 
tance  to  the  movement  of  a  vehicle  along  horizontal  roadways  with  c 
ferent  surfaces.     See  (7)  and  (9). 

Reduction  of  Draft  by  the  Improvement  of  the  Roadway  Surface.    The  follow 
mlts  of  tests  made  on  the  Ames-Nevada  Road  in  1918-14  before  and  after  inapro 
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of  the  road  surface  are  given  by  Smith  (69).  Draft  to  pull  1  ton:  on  Ames- 
Ftaad  (average  both  ways),  all  grade*,  black  earth,  before  improvement,  106 
fe.  after  improvement,  68  lb,  average  saving,  36.6%;  on  Ames  Hill,  grade  5%,  sand, 
atf'j*  improvement,  206.9  lb,  sand  day,  after  improvement,  139.5  lb,  average  saving, 
C . ;  on  Ogden  Hill,  9.6%  grade,  day,  before  improvement,  274.5  lb,  gravel,  after 
■pmeaeat,  208  lb,  average  saving,  24.2%. 

A*  the  Effect  of  the  Inclination  is  a  matter  of  mathematical  computation  and  may 
■t  sgared  from  the  formula:  R  =  F  +  aW;  where  F  »  force  required  to  draw  load 
at  irwd.  •  =  grade  expressed  by  a  fraction,  W  =  weight  of  loads  in  pounds,  R  »  force 
N'saiul  to  draw  load  up  incline  in  question;  Table  I  gives  the  tractive  force  neces- 
sary to  draw  1  ton  over  the  best  macadam  on  various  grades  and  also  the  equivalent 
tafth  of  each  mile  of  grade  in  miles  of  level  road: 

Table  I 


Rate  of 

Angle  with 
Level 

Tractive 
Force 

in 
Pounds 

Equivalent 

Length  of 

Level  Road 

in  Miles 

Percent 
of  Grade 

l+mi       

1»500 

1  is  100             

0°      V       0" 
9        6      63 
0      84      28 
0      42       68 

0  57       18 

1  08       16 
1       25       57 

1  64       37 

2  17       26 

2  51       21 

3  48      51 
5      42      68 

88 

42 

68 

68 

71 

78 

88 

104 

118 

188 

171 

288 

1.00 
1.10 
1.52 
1.66 
1.87 
2.05 
2.80 
2.73 
3.10 
8.63 
4.60 
6.26 

0.00 
0.20      ', 
1  00 

las*      .  . 

la  to           

1.25 
1.88 

lafru 

t  a40 

2.00 
2.60 

Is» 

1  a  25                 

3.38 
4.00 

Iis20 

la  IS 

laie 

6.00 

6.67 

10.00 

of  the  effect 


of  Width  of  Tire  and  Size  of  Wheels  upon  Tractive  Power  has  been 
by  Baker,  see  (2). 

of  a  Steep  Grade  in  Reducing  the  Tractive  Power  of  the  Draft  Animal  is 
greater  on  an  improved  roadway  than  on  an  unimproved  one,  or,  in 
the  load  that  can  be  hauled  up  a  grade  on  an  improved  roadway  is  a 
fraction  of  that  which  can  be  hauled  over  a  level  roadway  of  the  same  character 
i  where  an  unimproved  roadway  is  the  one  being  used.    See  (8). 
(50)  has  compiled  and  presented  some  interesting  data  from  studies 
on  the  draft  of  road  surfacings,  grade,  width  of  tire,  and  methods  of  hitch- 
adjusting  harness.    The  results  show  that  the  increased  draft  required  for 
a  load  varies  materially  with  the  character  of  the  roadway  and  that  this 
is  relatively  greater  on  the  harder  tires;    that  the  width  of  tire  constantly 
draft  tho  this  effect  may  vary  with  different  kinds  of  roadways;   that  the 
grade  Is  independent  of  the  road  surfacing  but  that  relatively  it  is  greater 
and  smoother  the  roadway. 

teossion  of  resistance  to  traction,  see  Sect.  6,  Art.  6,  and  Sect.  24, 
(2),  (6)  and  (8). 


of  Maximum  and  Minimum  Grades 

Grades  should  always  be  established  and  then  departures 
outside  of  these  limits  permitted  only  in  extreme  cases.  Local  consider- 
aftioos  surh  as  topography,  character  of  highway,  and  nature  of  traffic, 
will  affect  the  decisions.  The  smoother  the  roadway  surface,  the  lower 
should  be  the  i"t^mi""  fixed.  Maximum  grades  commonly  established 
rary  from  4  to  9%.  The  Act  of  Congress  in  1806,  providing  for  the  con- 
sttaetion  of  a  National  Road,  fixed  the  maximum  grade  across  the  Alleghany 
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Mountains  at  an  inclination  of  5°  from  the  horizontal,  8.94%.  The  t 
lowing  maxima  are  permissible  for  the  different  surfaces  mentioned  when  t 
latter  are  properly  constructed. 

Gravel \  e  .    1A~  Sheetrasphalt 8  to  I 

Broken  stone /   b  *>  10/o  Asphalt  block 6  tol 

Brick \  ao/  Wood  block 3  to  ( 

Scoria  block J    4  to    b%  Bituminous  macadam \«toi 

Hillside  brick 10  to  12%  Bituminous  concrete J 

Medina  sandstone  block. . .     15  to  20%  Cement-concrete 6  to  I 

Granite  block 12  to  15% 

Any  establishment  of  maximum  grades  should  be  affected  by  pro] 
consideration  of  the  climatic  conditions  and  character  of  maintenance  lib 
to  prevail  after  construction  in  order  that  objectionable  features,  such 
excessive  slipperiness,  may  be  avoided.     See  (16a). 

Minimum  Grades.    Except  on  fills  where  the  roadway  is  so  raised  abc 
the  adjacent  ground,  or  where  the  latter  is  so  sandy  and  porous  that  lou 
tudinal  drainage  of  the  roadway  is  unnecessary,  a  minimum  grade  must 
established  to  prevent  flooding  and  saturation  of  the  road-bed  by  sto 
water.     On  city  streets  where  the  gutters  are  smoothly  paved,  this  minimi 
may  be  as  low  as  0.25%  but  ordinarily  should  not  be  below  0.5%. 
the  roughness  of  the  surface  over  which  the  water  is  to  flow  increases, 1 
minimum  should  be  raised,  and  in  all  ordinary  road  work,  1%  is  as  sec 
as  is  practically  allowable.     Attempts  have  been  made  by  side  ditch 
to  obviate  the  difficulties  attending  construction  on  grades  below  the  ro 
imum  allowable,  but  the  results  are  generally  unsatisfactory.     The  8 
ditches  obstruct  ingress  to  and  egress  from  the  adjacent  property, 
difficult  to  maintain  in  good  condition  and  occupy  valuable  space  in 
right-of-way.     In  flat  country  where  wide  rights-of-way  can  be  reac 
secured  for  the  roads,  low  grades,  even  nearly  level,  may  sometimes  be  , 
vantageously  established  and  their  objectionable  features  avoided  by  car 
ing  the  shoulder  slopes  out  to  such  varying  distances  from  the  center  1 
of  the  roadway  as  will  produce  shallow  ditches  of  sufficient  grade  for  car 
ing  the  water  to  the  natural  water  courses  or  other  points  where  it  can 
disposed  of  properly,  and  the  excavation  so  obtained  may  be  used 
crowning  the  subgrade  or  making  the  fills  desired.     For  instance,  if  at 
proposed  summit  of  the  ditch  grades,  the  line  of  the  ditch  is  12  ft  fi 
the  center  of  the  roadway  and  8  in  below  it,  and  at  the  next  station,  101 
the  ditch  is  18  ft  from  the  center  line,  the  bottom  of  the  ditch  would 
14  in  below  the  center  grade  of  the  roadway  with  a  shoulder  slope  of  1 
to  the  ft,  or  the  longitudinal  grade  of  the  ditch  would  be  0.5%  greater  tJ 
the  grade  of  the  roadway.      Such  ditches  need  not  cause  objections 
crossings  of  them  to  be  demanded  by  the  adjacent  properties,  and 
possibilities  for  such  construction  should  be  considered.     For  discuss 
of  minimum  grades  on  Chicago  streets  see  (67). 

10.    Vertical  Curves 

Changes  in  Grade  should  always  be  as  gradual  as  practicable  and  gr 
tangents  should  always  be  connected  by  easy  vertical  curves.  Breaki 
grade  lines  should,  wherever  practicable,  be  always  made  on  streets 
intersections  and  on  roads  at  intersections  or  turns  or  other  points  natun 
accounting  for  the  break.  It  being  desirable  to  have  the  cross-sectior 
he  finished  roadway,  including  the  gutters  or  ditches,  uniform   and 
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ram-  or  ditch  grades  parallel  to  the  grades  of  the  roadway  itself,  changed 
atbe  latter  grades  will  be  imitated  or  followed  in  the  grades  of  the  water- 
**ji  along,  the  highway.     Abrupt  changes  in  the  grades  of  waterways  are 
a&c-xrable  because  of  the  difficulties  that  occur  against  easy  and  econom- 
ic maintenance.     The  abrupt  flattening  of  the  grade  of  a  waterway  almost 
asirubly  causes  deposits  to  be  made  by  storm  water  carrying  silt  or  other 
•amended  matter,  and  the  consequent  obstruction  of  the  waterway.     The 
Abrupt  steepening  of  the  grade  of  a  waterway  creates  a  tendency  for  the 
vuer  to  scour  the  bottom  of  the  waterway  at  the  point  of  change.     To 
prvtide  protection  against  both  these  tendencies  may  require  expensive 
first  construction  or  excessive  maintenance.      Changes  in  the  grade  of 
«*ttrways  should  therefore  be  made  as  gradual  as  practicable,  and  where 
ponibfce  it  is  advisable  to  plan  these  changes  in  grade  so  that  they  will 
occur  at  the  points  where  the  drainage  is  caught  by  inlets  or  turned  off  the 
ftadway  to  the  natural  water  courses. 

IsOroad  Grades  vs  Humping.    It  has  too  often  been  the  practice,  in 
s&biishing  the  grade  lines  of  streets  and  especially  of  roads,  to  lay  down 
itag  tangents  that,  with  the  grading  on  vertical  curves  between  them, 
Wold  produce  enough  excavation  for  it  to  be  done  at  a  reasonable  figure 
per  cubic  yard  and  sufficient  in  quantity  to  make  the  fills  properly,  and  at 
the  same  time  would  keep  the  total  quantity  down  to  what  seemed  to  be  a 
reasonable  minimum  per  mile  or  unit  of  length.     In  such  cases,   much 
objection  from  adjacent  property  owners  usually  results  from  the  apparent 
ignoring  in  such  grades  of  considerations,  minor  perhaps  from  the  view- 
point of  the  highway  authorities  but  of  great  importance  from  the  viewpoint 
of  the  property  owner.     The  change  of  the  grade  of  a  private  entrance, 
it  only  a  few  inches  in  amount,  necessitated  by  the  railroad  grade  or  long 
tiageot,  may  mean  its  resurfacing  at  no  small  inconvenience  and  cost, 
whereas  greater  flexibility  in  establishing  the  grade  might   have  avoided 
tfce  conflict  of  interests.     Again,  it  has  often  been  the  practice  in  crossing  a 
stream  in  a  bottom  to  put  the  grade  of  the  roadway  over  the  stream  at  a 
arfe  elevation  above  floods,  making  due  allowance  for  the  crown  of  the  road- 
way, the  thickness  of  the  road  crust  and  the  depth  of  the  beams  of  the 
structure  carrying  the  road  over  the  stream,  so  that  the  effective  height  of  the 
^y»"»g  carrying  the  floods  is  large  enough,  and  then  to  run  level  or  rising 
from  the  ends  of  the  bridge  each  way  to  the  higher  ground  on  either 
of  the  valley.     Exactly  the  same  thing  is  too  often  done  in  the  cases 
of  culverts  or  pipes.    Vertical  curves  in  grades  are  seldom  objectionable 
to  traffic  unless  too  abrupt,  and  in  the  above  referred  to  cases,  savings  could 
fr*q*jently  have  been  effected  in  first  cost  by  dropping  the  grade  either  side 
of  the  bridge,  culvert  or  pipe  at  least  to  the  height  of  the  effective  stream 
so  that  the  fill  across  the  bottom  would  only  have  been  the  min- 
ceseary  to  have  the  sides  of  the  roadway  safely  above  flood  mark  and 
thru  rising  by  proper  vertical  curves  in  the  grade  to  pass  over  the  structure 
or  to  the  grades  on  the  higher  lands. 

Vertical  Corves  between  grade  tangents,  especially  where  located  at 
the  top  of  a  hill,  should  be  of  large  enough  radius  to  provide  for  a  proper 
Use  of  sight  between  vehicles  approaching  each  other  from  opposite  sides 
of  the  hill,  particularly  where  high  speed  motor  traffic  is  prevalent.  This 
radon  should  not  be  less  than  50  ft  in  most  cases. 
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WIDTHS 

11.    Esthetics  and  Local  Environments  as  Affecting  Width 

Considerations  Other  Than  Those  of  Traffic  may  affect  the  decisions  s 
to  the  width  to  be  provided.  This  is  particularly  evident  in  cases  of  par 
drives  and  boulevards.  It  is  also  important  for  consideration  where  plant 
ing  spaces  for  trees  and  sidewalks  are  to  be  established,  or  seem  likely  to  b 
desired  in  the  future.  An  appreciation  of  the  desirability  for  variou 
reasons  of  trees  along  many  city  streets,  as  well  as  along  country  road) 
is  growing  in  the  United  States,  and  the  examples  set  by  France  in  thi 
respect  are  being  emulated.  See  (58a),  (58g)  and  (71).  Proper  regar 
should  be  had  in  the  preliminary  consideration  for  the  provision  of  sulfides 
width  in  the  highway  so  as  to  satisfy  future  demands  on  the  space  sc 
aside  for  public  purposes,  such  as  tree  planting,  bridle  paths,  footways,  pip 
and  wire  lines  and  railway  tracks.  It  is  seldom  that  provision  is  made  fc 
too  wide  a  highway.  Occasionally  a  case  is  found  where  unnecessary  widt 
seems  to  exist,  and  a  narrowing  of  the  highway  width  has  taken  place  in  ordc 
to  obviate  the  difficulties  of  proper  maintenance  of  the  unused  portion,  an' 
in  order  to  return  to  profitable  cultivation  the  idle  ground.  These  case 
however,  are  rare  in  this  country  and  the  instances  of  too  narrow  highway 
greatly  outnumber  those  of  the  too  wide. 

^Esthetic  Considerations  frequently  make  it  desirable  to  increase  th 
width  determined  for  the  roadway  when  this  figure  has  been  proper! 
made  from  economical  standpoints.  A  long  straight  roadway  of  a  definit 
width  will  appear  to  be  much  narrower  than  a  short  one  of  the  same  widtl 
Sidewalks  where  the  building  line  and  the  lot  line  coincide  may  appea 
inadequate  and  narrow  to  a  far  greater  extent  than  where  the  building  tin 
is  set  back  from  the  lot  line  some  distance.  See  (43a).  Lack  of  restrictions  a 
to  height  of  buildings  may  properly  demand  extra  width  for  a  street.  Ad 
ditional  width  for  the  beautification  of  park  drives  and  boulevards  wi 
depend  upon  the  peculiar  conditions  of  the  case.  The  topography  of  th 
country  traversed  may  have  a  decisive  influence  on  the  determination  c 
the  width,  two  roadways  with  a  reservation  between  them  frequently  bein 
provided  across  steeply  sloping  ground,  the  roadways  thus  being  at  differeo 
elevations  in  order  to  avoid  offending  in  the  matter  of  appearances  at  leas 
by  having  either  roadway  depart  too  greatly  from  the  natural  surface  c 
the  ground,  and  also  perhaps  for  decreasing  dangers  to  traffic.  See  (29d 
and  (68g). 

Local  Environments  or  possible  changes  in  these  should  be  carefully  cot 
sidered  in  fixing  the  width  of  highways  and  of  their  roadways.  For  instanc 
a  former  retail  district,  which  has  changed  to  a  wholesale  district,  can  pei 
haps  afford  some  sacrifice  of  the  sidewalk  space  originally  provided  and  th 
extra  width  thus  obtained  be  put  to  advantage  in  the  roadway.  A  larg 
commercial  truck  backed  against  the  curb  will  occupy  about  13^  ft  c 
the  width  of  the  roadway,  and  as  these  trucks  are  usually  when  loade 
about  8  ft  over  all  in  width,  to  provide  for  the  easy  passage  of  two  lines  c 
traffic  between  trucks  backed  up  against  each  curb  would  necessitate  a  tot* 
width  of  roadway  of  at  least  45  ft  with  proper  regard  for  clearances.  Se 
(43a).  In  retail  districts,  where  the  pedestrian  traffic  is  of  greater  ixnpoi 
tance,  every  effort  should  be  made  to  accommodate  it,  even  to  the  exten 
of  narrowing  the  width  of  the  roadway  to  the  minimum  practicable  and  at  th 
sacrifice  even  of  making  the  roadway  so  narrow  that  it  will  become  a  ON 
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ir  street  permitting  the  passage  of  vehicles  only  in  one  direction.  See 
(fed).  In  residential  districts,  an  ample  width  of  roadway  is  often  pro- 
fited at  25  ft.  See  (58e).  The  importance  in  width  determinations  of 
oadering  the  character  of  the  district  thru  which  the  street  runs  and 
tt  tendencies  to  change  from  one  class  to  another  is  evident.  See  (58g). 
Street  widths  are  generally  stated  as  the  distance  between  property  lines. 
Bridfcg  Hues  sometimes  coincide  with  the  property  lines  and  sometimes, 
note  especially  in  residential  sections,  are  considerably  behind  them.  In 
tfc  foregoing  figures  regarding  widths,  no  consideration  is  had  of  the 
oeeipaifcCT  of  the  roadway  by  street  car  tracks,  and  in  establishing  widths, 
*he  existence  or  probabilities  of  the  entrance  of  street  railways  into  the 
Midway  in  question  should  be  carefully  considered. 

Sebeorface  Structures,  such  as  pipe  galleries  within  a  street  may  seriously 
Act  the  width  of  the  roadway.  It  is  desirable  to  keep  such  structures 
trier  the  sidewalks  as  far  as  practicable  in  order  that  the  more  serious 
■convenience  to  traffic  caused  by  the  tearing  up  of  the  roadway  surface 
«m  to  reach  the  substructures  may  be  avoided.  In  some  instances,  the 
pnvace  or  possibilities  of  vaults  connecting  with  adjoining  buildings  and 
Mutrocted  under  sidewalks  by  special  franchise  from  the  municipality  may 
foit  the  location  of  the  curb  and  the  reduction  of  the  sidewalk  space.  See  (27) . 

Stindlag  Places  for  Teams  frequently  have  to  be  provided  in  small 
term,  and  this  has  often  been  done  by  paving  a  fairly  ample  roadway  thru 
the  center  of  the-  street  and  then  leaving  unpaved  the  shoulders  or  flanks 
between  the  edges  of  the  road  crusts  and  the  curbs  or  gutters.  Where 
Can  has  occurred  in  front  of  stores  or  business  houses  and  animal-drawn 
abides  have  been  left  standing  for  greater  or  less  periods,  the  results  have 
tan  obnoxious  from  many  points  of  view.  The  unpaved  areas  have 
baa  worn  down,  often  dangerously,  by  the  stamping  of  the  animals'  feet, 
*>  that  they  require  an  excessive  expense  for  their  maintenance  in  good  con- 
<feioB.  Keeping  these  unpaved  areas  clean  and  sanitary  under  these 
euatioQs  has  been  difficult  and  expensive  and  the  general  condition  of 
the  street  has  usually  been  unsatisfactory.  If  therefore  the  hitching  of 
tave-drawn  vehicles  is  to  be  anticipated  along  a  street,  proper  considera- 
Oca  of  the  fact  must  be  had  and  provision  made  for  suc.h  width  and  charac- 
ter of  pavement  as  will  enable  the  objectionable  features  above  mentioned 
to  be  avoided. 

The  Character  of  the  Shoulders  to  be  provided  along  the  flanks  of  the 
iwdwsy  will  affect  the  decision  as  to  the  width  of  the  road  crust.  Where  the 
w»d  crust  itself  is  to  be  narrow,  sufficient  roadway  for  accommodating 
the  traffic  will  have  to  be  provided  by  the  construction  of  proper  shoulders 
the  flanks  so  that  safety  will  be  had  for  passing  vehicles.  Even 
the  road  oust  is  to  be  of  ordinarily  sufficient  width  to  accommodate 
traffic,  it  may  be  desirable  to  provide  further  accommodations 
f«  a  portion  of  the  traffic,  such  as  horse-drawn  vehicles,  especially  where 
the  road  crust  itself  is  used  mainly  by  motor  vehicles  and  is,  or  becomes, 
■Mata  *b<1  perhaps  slippery  on  its  surface.  A  considerable  demand  seems 
J*  *?  accumulating  for  the  provision  of  suitable  side  paths  or  shoulders 
[m  *«■»  travel  along  bituminous  surfaces  so  frequently  found  provided 
«*  «*otoc  traffic. 

ThiBstttit  of  the  Committee  on  "  Shoulders  for  Concrete  Roads,"  1914  Nat.  Conf. 
^ameiSQMi  Bufldmg  (68),  whieh  should  be  considered  in  all  cases  as  far  as  it  may 
T.tW*r*bh  la  connection  with  the  other  preliminary  investigations  affecting  the 
of  matter*  of  width,  contained  the  following: 
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"With  the  almost  universal  tendency  in  concrete  road  construction  to  keep  t 
width  of  concrete  as  low  as  practicable  in  order  to  reduce  the  first  cost  per  mile 
the  improvement  of  a  road  has  come,  in  many  cases  at  least,  a  neglect  of  proper  cc 
sideration  of  the  matter  of  shoulders.  Often  the  neglect  referred  to  has  unquestk 
ably  resulted  in  extravagance  and  waste  in  the  long  run  even  if  it  has  secured  econot 
in  first  cost. 

"While  authenticated  records  covering  reasonable  periods  and  concerning  relati 
expense  for  the  proper  maintenance  of  road  crusts  and  of  shoulders  respectively  a 
not  readily  available,  certain  instances  of  such  records  together  with  the  individu 
experiences  related  by  many  authorities  tend  to  show  that  the  shoulder  maintenas 
cost  may  be  no  inconsiderable  part  of  the  total  maintenance  cost  of  a  modern  roi 
and  that  it  may  often  be  real  economy  to  build  the  road  crust  wider  in  order  to  redv 
its  annual  expense  for  maintaining  the  shoulders  and  thus  the  total  maintenance  a 
per  square  yard.  *  *  *  The  actual  width  of  the  concrete  roadway  to  be  built  must 
determined  by  the  traffic  conditions  to  be  expected  on  the  road  and  if  these  are  bu 
dently  heavy  to  warrant  so  doing,  it  will  probably  be  economical  often  to  make  t 
concrete  itself  wide  enough  to  permit  the  passing  of  two  lines  of  traffic  wholly  on 
surface  and  without  any  necessity  for  either  of  the  passing  vehicles  to  travel  off  1 
concrete  onto  the  shoulder.  On  the  other  hand,  traffic  and  other  conditions  may 
such  as  to  permit  the  greatest  economy  to  be  had  by  making  the  concrete  only  w 
enough  for  one  line  of  traffic  and  allow  the  occasional  passing  vehicle  to  travel 
the  shoulder  for  the  moment." 

The  Composition  of  the  Shoulders  or  the  character  of  material  forming  the  should 
may  affect  the  decision  as  to  the  width  of  road  crust  to  be  determined  upon.  If 
instance,  a  good  gravel  is  readily  available  for  the  construction  of  the  shoulders, 
minimum  width  of  road  crust  may  be  built  and  reliance  placed  on  the  shoulders  thi 
selves  for  sustaining  a  considerable  portion  of  the  strains  caused  by  the  passage 
relatively  infrequent  traffic  over  them.  On  the  other  hand,  if  the  material  avails 
for  the  shoulders  is  clayey  in  character,  even  the  occasional  turning  out  of  a  veh 
on  to  the  shoulders  may  result  in  serious  damage  to  the  road  crust  itself  from  the  tra 
ing  of  mud  from  the  shoulders  on  to  the  surface  of  the  road  crust,  or  from  the  cut* 
of  ruts  which  will  hold  water  just  along  the  edges  of  the  crust.  It  has  been  obser 
that  in  many  cases  of  bituminous  surface  treatments,  the  road  crusts  themselves  h 
been  seriously  damaged,  where  too  narrow  to  prevent  the  more  or  less  frequent  pass 
of  vehicles  out  on  to  the  shoulders,  by  the  tracking  of  the  mud  from  the  ahoulden 
to  the  bituminous  surface  and  the  subsequent  emulaiflcation  of  the  bituminous  mate 
in  wet  weather.  With  the  shoulders  composed  of  fairly  clean  sand,  this  ft™  vim  firm 
is  not  nearly  as  readily  had,  and  a  greater  amount  of  traffic  under  such  condit 
seems  necessary  to  produce  the  same  result.  The  wiintiwnm  width  to  be  establh 
for  the  road  crust  will  therefore  depend  to  some  extent  upon  the  character  or  compos] 
of  the  adjacent  shoulder. 

The  Shoulder  Maintenance  to  be  Expected  may  affect  the  width  of  the  road  < 
to  be  determined.  If  shoulders  are  expected  to  carry  a  considerable  portion  of 
traffic,  their  proper  maintenance  must  be  assured  in  order  to  prevent  excessive  dai 
and  maintenance  expense  of  the  road  crust,  and  if  such  maintenance  cannot  for 
reason  be  expected  from  careful  consideration  of  all  conditions  affecting  it,  then  a  gn 
width  for  the  road  crust  itself  must  be  determined  upon  in  order  to  secure  satisf a* 
results  as  well  ss  economy  in  the  long  run. 

12.    Traffic  Considerations  as  Affecting  Width  i 

The  Width  of  Roadway  beyond  a  minimum  necessary  for  safely] 
economically  sustaining  one  line  of  traffic  will  depend  on  the  frequei 
passing  vehicles,  and  to  a  certain  extent  at  least  on  the  character 
vehicles  and  their  rate  of  speed.      The  Special  Com.  on  "Materia 
Road  Construction,"  Am.  Soc.  C.  E.  (15a),  has  stated  as  follows: 

"Where  motor  traffic  forms  a  considerable  proportion  of  the  total  traffic  lil 
use  the  highway,  the  unit  width  of  traffic  lines  should  be  considered  as  9  or  H 
stead  of  7  or  8  ft  as  heretofore,  because  of  the  greater  clearance  required  for 
passing  of  the  units  of  such  traffic    In  view  of  the  recent  constant  and  rapid 
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dtnflfe  on  highways,  it  will  be  la  the  interest  of  economy  for  designs  on  highways 
test  nede  with  proper  consideration  of  further  increases."    See  (58e)  and  (71). 

Ssgle  Track  Roadways  axe  advocated  in  certain  sections  by  some  author- 
ises in  order  to  permit  of  a  reduction  in  first  cost  per  mile  and  a  consequent 
eider  distribution  of  the  funds  available,  thus  allowing  perhaps  a  quicker 
demonstration  and  effect  of  the  efforts  for  general  road  improvement,  but 
it  is  only  rarely  upon  investigation  that  such  roadways  will  be  found  economi- 
cal in  the  long  run  and  that  justification  for  thus  distributing  borrowed 
finds  will  be  afforded.  The  greater  concentration  of  traffic  on  such  roadways 
Dseessttates  stronger  construction  of  the  foundation  and  of  the  narrower 
erost  to  an  extent  frequently  offsetting  the  saving  had  from  the  reduction 
of  width,  and  the  cost  of  maintenance  of  the  shoulders  in  these  cases  is 
BaaToidably  increased.  The  minimum  width  of  single  track  roadways 
ts  variously  placed  at  8, 9  or  10  ft,  the  latter  figure  probably  being  the  better 
*ith  proper  consideration  for  fast  motor  traffic. 

Two  lines  of  Traffic  require  not  less  than  12  ft  in  width  of  roadway  for 
pawing,  and  two  vehicles,  even  tho  slow  moving,  generally  occupy  a  greater 
rihh  than  this  in  clearing  each  other.  Within  limits,  the  greater  the  speed 
rf  pafmc.  the  more  width  is  demanded,  so  that  14  ft  is  about  the  minimum 
shies  should  be  provided  for  a  double  track  roadway  for  slow  traffic  and 
IS  ft  for  fast.  Some  authorities  insist  that  no  width  of  roadway  between 
10  and  18  ft  is  justifiable,  but  expediency  may  demand  in  many  cases  the 
dopuou  of  the  intermediate  widths  for  some  localities.  See  (43a). 
Too  Harrow  Roadways  encourage  the  concentration  of  traffic  and  the 
•veiopfnent  of  ruts  or  at  least  excessive  wear  on  strips  parallel  to  the 
enter  line  of  the  road  crust,  especially  where  the  shoulders  are  properly 
■Dvided  with  a  sufficient  slope,  greater  than  the  crown  of  the  road  crust, 
ad  usually  about  1  in  to  the  ft.  This  concentration  of  traffic  increases 
be  difficulties  and  expense  for  maintenance  and  a  narrow  road  crust  fre- 
nently  increases  the  dangers  to  traffic  in  slippery  weather  when  a  skid 
i  the  soft  shoulder  material  nearby  may  result  disastrously.  The  standard 
sdths  in  feet  adopted  by  some  of  the  leading  states  for  road  crusts  have 
sea  as  follows  with  an  increase  of  width  in  many  places  because  of  special 
ssditaoos:  Arizona,  18;  Illinois,  10;  Maryland,  12,  14  and  16;  Ma&sa- 
sasetta,  15;  New  York,  16;  New  Jersey,  16;  Pennsylvania,  16;  Wisconsin, 
;  For  a  detailed  discussion  regarding  the  Illinois  standards  see  (29c), 
sol  for  the  Massachusetts  standards,  see  (54a).  See  Sect.  6. 
A  Datsjaalaalion  of  the  Proper  Width  of  the  roadway  by  calculating  thru 
formula  from  a  traffic  census  or  estimate  has  been  proposed. 

CBS)  has  stated  that:    "One  of  the  points  which  it  is  believed  has  been 

m  the  past  la  the  relation  of  traffic  to  roadway  width,  especially  where  traffic 

It  seems  to  the  writer  that  it  is  possible  to  establish  a  logical,  if  empirical, 

which  would  be  of  considerable  help  at  times  in  the  solution  of  this  vexatious 

and  he  goes  on  to  propose  a  formula  for  a  curve  in  which 

r-f+ie 

presents  the  roadway  width  in  feet  and  X  the  number  of  vehicles."   See  (89). 

Widths  may  be  affected  by  considerations  other  than  those  of 
banuar  traffic  alone.  In  some  cities,  it  is  the  custom  to  fix  arbitrarily 
tortfcm.  of  the  total  right-of-way  for  the  roadway  and  to  leave  the  balance 
r  the  sidewalks,  as  well  as  to  make  the  width  of  the  total  right-of-way  a 
rtam  figure  dependent  upon  the  local  development  of  the  adjacent  prop- 
fey,  cither  existing  or  seeming  to  be  likely.  Baltimore,  for  instance,  r" 
of  die  total  width  of  right-of-way  for  the  roadway.    -Such  a  met? 


I 
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determining  the  width  of  the  roadway  is  not  always  advisable,  as  it  fi 
quently  results  in  an  unnecessary  expense  for  construction  and  for  mai 
tenance  on  residential  streets,  to  say  nothing  of  the  injury  to  the  appearam 
in  such  cases,  and  it  would  be  better  to  fix  the  width  of  the  roadway  to  si 
the  traffic  conditions,  occupying  as  much  of  the  balance  of  the  right-of-w 
as  might  be  advisable  with  the  paved  footways,  and  leaving  the  remainc 
of  the  right-of-way  for  planting  spaces.  These  planting  spaces  could  la 
be  taken  into  the  footways  or  into  the  roadway  as  conditions  at  that  til 
justified.  See  (58e).  For  residential  streets  without  street  car  trac 
25  ft  of  width  between  curbs  will  permit  of  the  ready  passage  of  a  single  li 
of  traffic  between  vehicles  standing  at  each  curb.  With  a  single  pair 
street  car  rails  in  the  center  of  the  roadway,  30  ft  between  curbs  is  as  lit 
as  will  conveniently  accommodate  the  passing  traffic,  or  provide  spi 
for  an  occasional  wagon  being  backed  up  to  the  curb  for  the  delivery 
coal  and  like  goods.  With  double  car  tracks  in  the  center,  the  roadw 
should  be  not  less  than  40  ft  between  curbs.  Increases  over  these  figures  i 
result  from  special  arrangements  of  car  tracks,  planting  spaces,  bri 
paths,  cab  stands  and  the  like,  or  because  of  the  needs  of  more  lines  of  trai 
Space  for  sidewalks  or  footways  on  the  flanks  of  the  roadways  should  pi 
erably  be  provided  to  an  amount  equal  on  each  side  to  not  less  than  o: 
third  the  width  of  the  roadway,  tho  the  whole  of  the  space  may  not  n< 
paving  and  part  of  it  may  be  devoted  to  plantations.  This  space,  howe\ 
should  be  reserved  and  not  be  allowed  to  be  obstructed  by  steps  to  buildi 
or  other  encumbrances  of  a  permanent  character.     See  Sect.  7  and  (43a 

Changes  in  Traffic  Conditions  (see  Art.  16)  may  materially  affect 
desirable  width  of  the  roadway,  even  tho  changes  in  the  width  of  the  hi 
way  itself  are  impracticable.  Thru  traffic  imposed  on  a  residential  sti 
would,  for  instance,  with  the  more  or  less  frequent  passing  of  vehicles  mov 
at  fair  speeds,  render  the  25  ft  roadway  referred  to  insufficient  in  wic 
The  change  of  a  wholesale  to  a  retail  district  may  cause  objections  to 
raised  by  shoppers  against  an  unnecessarily  wide  roadway  to  be  crosi 
Again  an  unnecessarily  wide  paved  roadway,  especially  if  unshaded  by  tr 
will  needlessly  increase  the  amount  of  heat  radiated  in  summer  to  residei 
along  the  street.  See  (29e),  (47)  and  (58g).  The  possibilities  for  a  cha 
in  the  traffic  conditions  of  a  street  must  therefore  be  carefully  considere 
connection  with  the  determination  of  its  width  or  that  of  its  roadv 
See  Art.  15  and  (14a). 

TRAFFIC  INVESTIGATIONS 
13.    General  Considerations  Relative  to  Traffic 

Highways  are  Built  for  Use  by  Traffic.  An  engineer  should  not  desif 
highway  without  considering  the  character  and  amount  of  traffic  the  h 
way  would  be  expected  to  serve  efficiently.     See  (19a). 

The  recommendation  of  the  Special  Com.  on  "Materials  for  Road  Construct] 
Am.  Soc  C.  E.,  in  its  1913  report  in  this  connection,  was  as  follows:  "  Your  Comm 
desires  to  emphasize  the  fact  that  experience  has  demonstrated  the  value  of  t: 
censuses  taken  both  preliminary  and  subsequent  to  the  construction  of  a  higfa 
The  traffic  census  should  be  considered  one  of  the  most  important  variable  facte 
the  solution  of  that  important  problem,  the  selection  of  that  type  of  road  or  pave: 
best  suited  to  local  conditions  considered  from  both  the  standpoints  of  economy 
efficiency.  In  connection  with  the  census  returns  on  any  road  should  be  oonsk 
the  traffic  on  cross  and  parallel  highways,  and  the  effect  of  improvement  of  * 
highways  on  the  traffic  of  the  highways  under  consideration.     It  should  not  be  tain 


An.  13  General  Considerations  Relative  to  Traffic  163 

• 
lasted  that  the  bald  return  of  a  traffic  census  should  be  the 'sole  basis  of  the  selection 
<  'ht  type  of  construction  adopted.    The  form  for  a  traffic  census  proposed  by  your 
Caamhtee  has  proved  satisfactory  and  its  future  use  is  recommended."    This  form 
tm  ifco  been  endorsed  by  the  1916  Convention  of  the  Am.  Road  Builders'  Assn. 

Traffic  Affects  the  location,  lines,  tangents  and  curves  of  a  highway,  its 
cnde,  width  and  foundations.  It  affects  the  decision  as  to  the  kind  of 
sirfscing  to  be  selected,  its  thickness  and  the  considerations  as  to  smooth- 
es, nobeleasness  and  dustiness.  See  (40).  Traffic  also  affects  the  char- 
L*ter  and  cost  of  maintenance.     See  (7). 

The  Importance  of  Properly  Considering  Traffic  on  a  highway  may  be 
vident  but  it  is  necessary  to  take  into  account  first  some  of  the  complexi- 
ies  of  traffic  conditions  and  some  propositions  that  have  been  made  con- 
eraing  the  desirable  simplification.  The  traffic  over  a  highway  is  usually 
Bade  up  of  various  unite,  no  two  of  which  may  be  exactly  alike  in  their 
fleet  For  instance,  the  effect  on  the  roadway  of  a  loaded  two-wheeled 
ait  drawn  by  a  single  animal  is  quite  different  from  that  of  a  pleasure 
vakle  drawn  by  a  rapidly  trotting  horse,  and  the  effect  of  a  swiftly  moving 
aotor  ear  is  very  different  from  that  of  .either  of  these.  It  can  be  readily 
sea  that  the  simple  summation  of  the  count  of  vehicles  passing  a  given  point 
si  a  highway  will  not  necessarily  give  a  clear  idea  of  the  strains  to  which 
he  roadway  is  subjected  at  that  point.  Again,  if  it  be  assumed  that  in  any 
articular  case  the  bulk  of  the  traffic  over  a  road  is  made  up  of  horse-drawn 
aamercial  vehicles,  and  that  the  effects  of  motors  on  the  road  are  negligible, 
eimple  count  of  the  traffic  will  not  furnish  sufficient  information,  because 
F  the  variations  in  the  speed  or  distribution  of  this  traffic.  For  instance, 
1  amne  of  the  roads  adjacent  to  marketing  sections,  the  traffic  is  so  extremely 
Rat  as  to  be  almost  negligible  except  for  certain  hours  in  the  day,  when  the 
sssoe  carrying  produce  come  in  or  go  out  in  long  lines,  the  slow  moving 
nits  following  closely  one  after  the  other  for  a  few  hours.  The  effect 
f  this  traffic  is  quite  different  from  the  same  amount  of  faster  traffic  uni- 
imly  distributed  over  the  daylight  hours. 

1st  Weight  or  Tonnage  Basis  alone  is  not  a  proper  one  for  comparisons 
[  traffic  nor  does  it  always  bear  a  direct  relation  to  the  effect  of  traffic  on  the 
wdvay.  Slow  moving  vehicles  produce  quite  different  effects  on  the  road 
irfare  and  demand  different  consideration  than  in  the  case  of  swiftly  moving 
pfticlea  such  as  touring  cars.  On  the  other  hand,  it  is  important  to  consider 
*  ranee  of  the  weights  and  sizes  of  the  units  of  traffic  in  determining  some 
f  the  questions  connected  with  highway  design.  See  (11). 
The  Sizes  of  the  Wheels  of  vehicles  using  the  highway  may  be  of  consider- 
ate importance  in  the  consideration.  The  tendency  of  some  of  the  bitu- 
pavements  to  shift  into  corrugations  or  waves  under  different  classes 
is  partly  due  to  the  pushing  tendency  of  the  relatively  small  wheels 
in  the  direction  of  the  movement  of  the  vehicle  or,  in  the  case  of 
irmg  wheels,  in  the  opposite  direction,  especially  when  this  pressure  may 
s  more  or  less  intermittently  applied  and  thus  reaches  a  periodic  maximum 
»  the  more  or  less  rhythmic  vibration  of  the  engine  and  of  the  load  trans- 
ictsd  or  accented  thru  the  springs. 

and  Width  of  the  Tires  of  the  traffic  influence  the  effect 
on  the  highway.  Steel  tires  on  wheels  tend  to  produce  a  de- 
rstme  effect  by  shock  and  abrasion  on  the  surfacing  material,  and  if  nar- 
***  may  concentrate  the  load  to  a  considerable  extent.  Elastic  tires  gen- 
tly distribute  the  load  over  a  greater  area  and  lack  the  tendency  of  steel 
res  la  pound  or  abrade  the  surfacing  material.     On  the  other  hand,  thev 


164  Preliminary  Investigations  Sect.' 

may  possess  a  decidedly  injurious  ability  to  sweep  the  road  surface  of  it 
fine  material  and  thus  to  permit  the  loosening  of  the  coarser  particles  o 
the  polishing  of  the  entire  surface  so  as  to  render  it  slippery. 

Comparisons  or  Estimates  of  Traffic  should  include  proper  consideratio 
of  the  various  factors  above  mentioned,  and  proper  comparisons  or  estimate 
of  traffic  effects  attempted  by  merely  counting  the  vehicles  of  each  kin* 
passing  over  a  road  in  a  stated  period  are  impossible.  Further  they  ai 
lengthy  and  unwieldy  and  do  not  permit  of  ready  comprehension  of  even  th 
relative  amount  of  traffic.  The  reduction  of  such  traffic  censuses  in  sue 
a  way  as  will  permit  comparisons  to  be  readily  made  and  a  relation  to  b 
established  in  any  case  between  the  reduced  figures  and  the  effects  < 
traffic  on  the  road  is  not  only  desirable  but  necessary.  The  method  c 
reduction  in  any  case  need  not  be  exact,  but  it  should  be,  for  the  greatei 
benefit,  one  which  will  have  general  support  by  highway  authorities.  Sue 
a  method  has  not  yet  been  adopted.  Exact  accuracy  of  method  not  beio 
necessary  for  the  present  at  least,  an  empirical  agreement  rationally  mad 
and  of  general  adoption  would  be  a  great  step  in  advance.  Ultimately 
further  steps  might  be  taken  toward  exactness. 

A  Reduction  of  Highway  Censuses  may  be  made  in  two  ways.  A  caloi 
lation  of  tonnages,  modified  by  importance  factors  and  related  to  cost 
as  measures  in  different  areas,  of  the  combined  efficiency  of  the  roads  an 
the  vehicle  has  been  suggested,  or  severity  factors  may  be  assigned  to  ti 
vehicle  and  endurance  factors  to  the  different  kinds  of  roads,  and  tl 
efficiencies  then  compared  on  importance-tonnage  in  relation  to  the  averai 
severity-endurance  factor  per  mile.     See  (26j). 

The  British  Unit  of  Traffic,  adopted  by  the  Road  Board,  fa  the  British  ton,  and  tl 
calculations  are  based  on  the  weight  of  the  traffic  in  tons  per  yard  of  width  per  ye 
or  per  mile.  The  weight  for  the  unit  of  each  class  of  traffic  appears  to  have  het 
obtained  by  averaging  the  actual  weights  of  a  considerable  number  of  each  unit.  Tl 
British  engineers,  however,  in  making  their  report  (66)  to  the  3rd  Int.  Road  CongreJ 
stated:  "That  the  relative  damage  or  wear  due  to  different  kinds  of  vehicles  depen 
so  largely  upon  other  factors  than  weight  that  the  details  found  by  applying  t, 
weight  factors  to  the  results  of  the  enumeration  do  not  indicate  the  relative  detail 
eject  in  each  case.  If  the  weight  is  to  be  a  measure  of  severity,  we  want  separa 
classes  for  (1)  traction  engines;  (2)  heavy  motor  cars;  (8)  ordinary  motor  cars;  ( 
horse  vehicles  with  tires  of  proper  width;  (5)  horse  vehicles  with  narrow  tin 
(6)  bicycles.  Generally  the  greater  the  traffic  on  a  country  road,  the  better  is  ' 
distribution,  and  the  amount  of  wear  is  therefore  in  simple  proportion  to  the  amou 
of  traffic.  Under  some  conditions,  over  80%  of  the  vehicles  passing  along  an  18 
road  may  use  the  middle  8  ft  of  the  road,  or  on  a  26  ft  road,  over  70%  may  use  t 
middle  8  ft." 

The  British  Road  Board  Unit  Weights  are  as  follows: 


Classification  of  Vehicles  Weight  in  Tot 

Ordinary  cycles 0 .  09 

Motor  cycles 0 .  18 

Motor  cars  (including  motor  cabs  and  any  other  motor  vehicles 

not  specified) 1.6 

Motor  vans  (covered) 2.6 

Motor  omnibuses 6.0 

Motor  lorries  (rubber  tires) 6.0 

Trailers  to  rubber-tired  lorries 5.0 

Motor  lorries  (steel  tires) 10.0 

Trailers  to  steel-tired  lorries 5.0 

light  tractors 5.0 

Trailers  to  light  tractors 5.0 

Traction  engines 12.0 
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Assumed  Average 
Classification  of  Vehicles  Weight  in  Tons 

Trailers  to  traction  engines 8.0 

Light  vehicles  (one  horse) 0.4 

Light  vehicles  (two  or  more  horses) 0.6 

Heavy  vehicles  (one  horse) 1.25 

Heavy  vehicles  (two  or  more  horses) 2.5 

Omnibuses  (two  or  more  horses) 3.0 

Tramcars  (electric,  steam  or  horse,  as  the  case  may  be) 

Horses  (led  or  ridden) 0.5 

Cattle 0.3 

Sheep  and  pigs 0.1 

Hand-carts  and  barrows 

Horses  drawing  vehicles  (to  be  calculated  from  number  of  vehicles)     0 . 5 


The  French  Unit  of  Traffic  is  the  Collar,  being  a  draft  animal  harnessed  to  a  wagon. 
Par  special  studies,  another  unit  per  ton  (1000  kg)  is  also  used,  but  the  tonnage  is 
salnuated  from  the  collar  basis,  and  ordinarily  the  collar  unit  is  the  one  in  use.  A 
try  complete  report  in  the  matter  was  presented  to  the  2nd  Int.  Road  Cong,  in  1910 
!55i.  la  this  report,  recognition  is  given  to  the  general  principles  heretofore  expressed 
1*4  Ohsjtrates  their  consideration  and  application  under  French  conditions.  Briefly, 
t  ■  stated  that  it  is  not  sufficient  in  order  to  know  the  importance  of  the  traffic  at  a 
j*m  point  to  know  the  total  number  of  collars  passing  there.  All  traffic  is  not  of 
ht  ssaw  commercial  value  nor  has  it  the  same  influence  as  to  the  wear  of  the  road 
■a*  hence  as  to  the  expense  of  maintenance.  A  large  truck  or  farm  wagon  heavily 
a  very  different  action  on  the  road  crust  from  that  of  an  empty  carriage, 
■nim^h  going  to  pasture  or  to  market  can  not  in  their  effect  be  likened 
s  horses  which  draw  vehicles.  In  the  earlier  censuses,  because  of  the  recognition  of 
ssst  facta,  categories  for  the  enumeration  were  very  numerous,  but  this  complex 
1— 'Jhiiiuu  was  an  embarrassment.  In  the  census  of  1882,  and  those  that  have 
bat  five  classifications  have  been  preserved,  these  five  "comprehending  the 
vehicles  whose  action  on  the  roadways  seems  to  be  practically  equal  and 
by  the  number  of  collars  noted."  The  first  class  embraces  trucks  and  farm 
loaded.  The  second  class  embraces  public  vehicles  designed  for  transporting 
and  their  baggage.  The  third  class  includes  light  vehicles,  such  as  empty 
and  private  vehicles.  The  fourth  class  comprises  animals,  such  as  horses, 
or  not,  large  cattle,  mules,  etc  The  fifth  class  comprises  small  beasts,  such 
and  pigs.  In  1903,  for  the  first  time,  attention  was  paid  to  the  auto- 
vehicles  were  separately  divided  into  five  classes.  In  the  first,  were 
automobiles  with  metallic  tires,  "which  in  general  are  heavily  loaded,  have 
i  slsw  amement  and  produce  the  effect  of  wearing  away  the  road  surface."  The 
tegories  included  respectively,  automobiles  with  elastic  tires,  motors 
the  French  system,  to  make  a  speed  of  more  than  30  km  per  hr;  auto- 
ipeed  was  less  than  30  km  per  hr;  and  bicycles  or  velocipedes  propelled 
JF  the  feet  of  the  rider.  The  fifth  class  comprised  motor  cycles  whether  having  two, 
or  four  wheels.  The  report  states  that  "in  order  to  draw  from  the  censuses 
relative  to  the  charge,"  which  "the  maintenance  of  the  road  imposed  on 
'  it  is  necessary  further  "to  attribute  to  each  element  of  the  traffic 
a  smportanee  which  belongs  to  it  from  the  viewpoint  of  the  destructive  effect  exercised 
a  the  road  crust."  To  this  end,  the  total  numbers  stated  by  the  count  are  modified 
j  coefficients  of  redaction  varying  between  the  different  classes,  and  the  total  of  the 
thus  modified  gives  the  figure  of  circulation  which  is*  characteristic  of  the 
.tation  of  the  roads  from  the  viewpoint  of  maintenance  service,  and  the  practical 
of  the  strains  on  the  roadways.  In  the  census  before  1882,  animals  not 
and  small  beasts  were  neglected. 
A3  animals  harnessed  to  a  vehicle  carrying  a  load  counted  as  a  collar,  and  vehicles 
empty  as  \i  collar  each,  but  this  was  considered  unsatisfactory,  and  in 
and  the  succeeding  censuses  in  1888,  1894  and  1903,  a  collar  was  taken  as  an 
to  a  loaded  vehicle  regardless  of  the  size  of  the  animal  itself.  It 
preferable  to  maintain  the  value  of  unity  for  such  a  collar  regardless  of 
particularly  accruing  to  sections  where  small  animals  were  uo~* 
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because  in  those  sections,  which  are  generally  in  mountainous  or  arid  regions,  Um 
roadways  are  exposed  to  other  causes  of  severe  wear.  Collars  harnessed  to  public 
vehicles  for  passengers  were  not  reduced.  The  weights  drawn  by  a  collar  in  that 
category  are  only  in  truth  about  three-fifths  of  that  drawn  by  a  collar  attached  to  i 
vehicle  with  farm  products  or  merchandise,  but  the  speed  is  that  of  a  trot  and  an  equa 
load  is  much  more  destructive  than  at  a  walk.  For  empty  and  private  vehicles,  alth< 
the  mean  weight  of  these  vehicles  is  three  times  leas  than  that  of  the  loaded  vehicle 
a  coefficient  of  reduction  applied  to  them  it  seems  should  be  more  than  one-third  ii 
order  to  take  account  of  the  action  of  the  feet  of  the  horses,  and  also  of  their  speec 
which,  for  a  large  number,  is  that  of  a  trot  For  this  classification,  the  coeffiden 
lA  is  adopted.  All  horses  not  harnessed  but  mounted  by  a  rider,  or  loaded  on  it 
back,  are  considered  as  having  a  weight  equal  to  that  of  a  harnessed  animal.  Thei 
action,  on  the  other  hand,  is  thought  less  destructive  because  it  does  not  exercise  tb 
horizontal  effort  to  the  same  extent.  It  is  therefore  considered  rational  to  coun 
each  for  a  little  less  than  harnessed  horses,  which  enter  for  \i  in  the  weight  of  a  collar 
and  it  is  thought  proper  to  attribute  to  an  unharnessed  horse,  the  coefficient  1/6-  Thi 
coefficient  is  applied  equally  to  cattle,  which,  tho  their  weights  are  not  always  equa 
to  horses,  are  considered  as  having  the  same  wearing  effect  on  the  roadway.  As  t 
the  head  of  small  beasts,  their  weights  vary  from  the  mean,  the  latter  being  1/7  an. 
Y%  that  of  horses,  but  their  action  on  the  roadway  is  considered  more  severe  becaa* 
of  the  conformation  of  their  feet.  It  is  considered  that  six  of  these  animals  wear  t.n 
road  as  much  as  an  unharnessed  horse  and  the  coefficient  of  I/30  is  therefore  applies 
to  each  of  them.     A  summary  of  French  coefficients  is  as  follows: 

First  and  second  categories,  wagons  loaded  with  farm  products  or  merchandise  ant 
public  vehicles  for  passengers,  each  equals  1. 

Third  category,  empty  vehicles  and  private  vehicles,  each  equals  XA- 

Fourth  category,  animals  not  harnessed,  each  equals  1/5. 

Fifth  category,  small  beasts,  each  equals  l,  o- 

A  modification  of  the  above  employed  since  1888,  applies  to  the  manner  of  countin? 
the  number  of  harnessed  cattle.  When  the  censuses  for  1882  were  taken,  it  was  be 
lieved  necessary  to  reduce  to  one  collar  a  span  of  cattle  because  of  the  light  load 
drawn  by  these  animals  in  certain  regions  where  they  are  commonly  employed,  bu 
the  rule  was  abandoned  and  a  pair  of  cattle  coun  ed  for  two  collars  when  tb'.y  wer 
harnessed  to  heavy  loads,  such  as  minerals  and  coal.  In  order  to  avoid  arbitrar 
decisions  on  the  part  of  the  observers  because  of  this  variation,  it  was  decided  tha 
for  the  census  of  1888  and  those  following,  the  real  number  of  cattle  employed  as  dral 
animals  should  be  counted  each  as  one  collar.  Consideration  is  had  by  the  Frenc 
of  the  influence  of  tramways  or  street  railways  on  the  wear  of  the  contiguous  roadwayi 
As  a  result,  the  Nat.  Road  Comm.  valued  at  8  1/5  collars  the  mean  daily  circulation  < 
the  tramways  and  street  railways  for  the  census  of  1884,  but  it  expre^ly  reserved  tfa 
right  to  change  this  figure  as  might  be  decided  necessary  later. 

Automobiles  in  the  census  before  1904  had  been  counted  as  a  number  of  collai 
equal  to  the  proportion  of  the  total  weight  of  these  vehicles  to  the  mean  weight  < 
a  one-horse  cart  loaded,  including  the  weight  of  the  horse,  but  in  view  of  the  increasta 
importance  of  motor  traffic,  the  Nat.  Road  Comm.  prescribed,  by  a  ministerial  circuli 
of  April  27,  1904,  as  follows:  , First,  to  determine  the  number  of  collars  equi vales 
to  automobiles  with  metallic  tires,  divide  the  mean  weight  expressed  in  tons  of  10( 
kg  by  1.25;  second,  automobiles  with  elastic  tires  shall  be  counted  in  collars  aa  follow 

Motor  cycles 0.3 

Vehicles  licensed  to  make  a  speed  of  over  30  km  per  hr 3.0 

Vehicles  licensed  for  only  a  speed  of  less  than  30  km  per  hr 1.0 

Motor  cycles,  whether  of  2,  3  or  4  wheels,  with  elastic  tires,  and 

with  the  rider  in  the  saddle 0 .  05 

By  means  of  these  coefficients  of  reduction,  it  is  thus  possible  to  reduce  the  mecha 
ically  propelled  traffic  to  figures  which  can  be  added  to  the  animal  traffic  also  reduce 
and  thru  a  summation,  to  represent  thru  the  collar  unit  the  measure  of  use  of  tl 
roadways. 

Tonnage  was  the  second  object  of  the  censuses,  the  first  being  the  expression 
the  circulation  in  collars  achieved  as  above  described.     The  tonnage  was  valued  accor 
ing  to  the  weights  transported  each  day  or,  more  generally,  during  the  entire  yea 


Art.  13  General  Considerations  Relative  to  Traffic  167 

Mwa  weight*  were  established  by  weighing  a  large  enough  number  of  units  of  each 
<aaifliylii>ii.  and  applied  to  a  collar  in  each  category.  In  the  establishment  of  the 
ana  weights,  consideration  was  also  had  of  the  portion  of  the  total  weight  made  up 
ej  tht  useful  load,  and  this  was  obtained  by  deducting  from  the  total  weight  the 
dad  weight  of  the  vehicle.  In  the  censuses  before  that  of  1882,  the  weight  of  travellers 
ewiaelnded  in  the  useful  tonnage,  but  since  1882,  the  useful  tonnage  has  not  included 
(at  weight  of  passengers  nor,  on  the  same  principle,  of  passenger  motors  with  elastic 
aw  sod  velocipedes  carrying  only  passengers.  Again,  as  regards  animals  not  harnessed 
e^nsg  over  the  roads  and  transporting  themselves  from  one  place  to  another,  their 
has,  since  1888,  been  included  in  the  calculation  of  useful  tonnage,  while 
mounted  or  loaded,  whjph  represented  a  means  and  not  a  matter  of  transport, 
not  so  included. 

bakau  Traffic  Censuses  have  been  taken  since  1882  by  different  provinces  and  e 
snort  presented  to  the  2nd  Int.  Road  Cong.  (74)  describes  these  in  more  or  less  detail. 
Tee  first  census  of  the  departmental  routes  in  the  Province  of  Fisa  in  1893  followed 
tae  French  censuses  in  many  respects.  1  he  unit  was  the  barrado,  cart  loaded,  drawn 
ky  «ee  or  two  hones.  An  empty  cart  was  valued  at  0.5  and  a  wagon  loaded,  drawn 
by  three  hones,  at  1-25,  and  the  same  empty  at  0.75.  The  victoria  counted  as  0.5. 
Dnfiaairaals  and  large  beasts  were  counted  as  0.2  and  small  beasts  at  0.03.  The 
tnrmp-  also  was  approximated  as  closely  as  possible.  The  results  obtained  were 
«t>  of  local  value. 

Irjt  Province  or  Bologna  took  a  traffic  census  in  1900.  Their  unit  was  a  draft 
sanal  attached  to  a  cart  with  a  load,  and  the  same  was  counted  for  0.5  if  the  wagon 
m  empty-      large  beasts  were   valued  at  0  2  but  no  account  was  taken  of  small 


The  PmovTNCB  or  Modena  took  a  census  during  the  years  1901  to  1904,  and  the  unit 
■drafted  there  was  the  collar  or  draft  animal  attached  to  a  loaded  wagon,  or  to  an 
wsnibas  or  to  a  public  carriage,  and  the  value  of  y*  was  given  the  same  animal  harnessed 
*■>  an  empty  wagon  or  to  a  light  cart.  Large  beasts  counted  at  1/5  and  small  beasts 
ai  «.  In  order  to  translate  the  traffic  figures  so  obtained  into  tonnage  figures,  it 
wai  estimated  that  each  draft  animal  transported  at  least  2H  times  his  own  weight 
sad  that  this  weight  was  400  kg  for  flat  country  and  350  kg  for  mountainous  country. 

The  Province  op  Padova  took  a  census  on  the  simple  basis  of  dividing  the  vehicles 
atb  two  categories,  light,  that  is  to  say,  vehicles  empty  or  passenger  vehicles,  and 


The  PaovTKCB  of  M  LAN  has  taken  what  is  stated  to  be  probably  the  most  complete 
of  the  Italian  censuses.    Their  first  was  in  1904  and  this  was  succeeded  in  1907  and 
ap  in  1908,  1909  and  1910.    The  values  given  to  the  different  units  of  traffic 
as  follows: 


1  motor  vehicle  =  2  collars 

1  animal  attached  to  a  loaded  vehicle  =  1  collar 

1  animal  attached  to  an  empty  vehicle  =  1/2  collar 

1  huge  animal  not  harnessed  =  1/5  collar 

I  small  animal  —  1/30  collar 

1  bicycle  =  1/30  collar 

1  push  cart  loaded  =  1/5  collar 

1  push  cart  empty  =  1/10  collar 

Trucks,  including  motor  trucks,  were  counted  according  to  their  weights  in  a  separate 
«*fc«f»a  In  the  case  of  many  animals  attached  to  one  vehicle,  the  first  was  counted 
at  '-,  and  the  others  at  Vs-  Trucks  were  translated  into  collars  by  dividing  their 
fatal  weights  by  the  average  weight  of  one  collar. 
In  (he  Netherlands,  traffic  censuses  were  taken  in  1908  and  a  report  made  in  the 
to  the  3rd  Int.  Road  Cong.,  1913,  by  Wentholt  (75).  A  coefficient  of  traffic 
which  it  is  stated  was  "obtained  by  increasing  the  number  of  vehicles  with 
to  twice  the  number  of  mechanically  propelled  vehicles,  and  twice  the  num- 
«*'  vehicles  with  heavy  loads,  and  by  adding  to  the  figure  thus  obtained  one-fourth 
wl  tae  auaiber  of  hand  carts  and  carts  drawn  by  horses,  etc" 

The  fiHi^T"  State  Highway  Authorities  have  taken  traffic  censuses  in  1906,  1908, 
Kit,  1911  and  1912.    The  basis  in  the  earlier  censuses  appears  to  have  b< 
itself,  loaded  and  unloaded  vehicles  being  recorded  separately.    The  inst 
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of  the  111.  Highway  Comm.  regarding  the  taking  of  the  census,  on  this  point,  include  tl 
following:  "All  passenger  vehicles,  as  carriages  and  buggies,  are  to  be  classed  as  ui 
loaded.  All  wagons  carrying  any  load  will  be  classed  as  loaded;  otherwise  as  unloade( 
A  carriage  of  any  kind  should  always  be  recorded  as  unloaded,  whether  all  seats  au 
occupied  or  not"  Apparently  no  coefficients  of  reduction  of  any  kind  were  provide 
for  reducing  the  counts  so  obtained  to  a  single  figure  indicative  of  the  amount  of  traffic 
Interesting  discussion  and  detailed  figures  of  the  Illinois  census  may  be  found  in  th 
reports  of  the  Commission  (46). 

The  Maryland  Highway  Authorities  began  to  take  traffic  censuses  in  1904  and  hav 
continued  more  or  less  irregularly.  Except  for  special  articles  on  this  matter  <2 
(26a),  (26b),  no  publication  of  the  Maryland  results  have  been  made  by  the  fcfaryl&n 
authorities.  From  the  special  articles  referred  to,  it  appears  that  the  earlier  Marylart 
censuses  were  based  on  the  following  classifications:  (1)  ridden  horses  and  one-hora 
vehicles;  (2)  two-  or  more  horse  vehicles;  (3)  cycles;  (4)  motors.  This  classincatia 
was  changed  in  1906  to  provide  for  the  following:  (1)  ridden  horses  and  one-hora 
vehicles;  (2)  two-horse  vehicles;  (3)  more  than  two-horse  vehicles;  (4)  motors.  £ 
the  censuses  beginning  with  1910  and  subsequently,  the  classification  adopted  followe 
that  recommended  by  the  Special  Com.  on  "Materials  for  Road  Construction 
of  the  Am.  Soc.  C.  E.,  and  is  as  follows:  (1)  ridden  horses  and  one-horse  vehicles;  <2 
two-horse  vehicles;  (3)  three-horse  vehicles;  (4)  •four-horse  vehicles;  (5)  five-  or  mor 
horse  vehicles;  (6)  motor  cycles,  including  bicycles;  (7)  motor  runabouts;  (8)  foui 
or  five-seat  touring  cars;  (9)  six-  or  seven-seat  touring  cars;  (10)  motor  trucks  o 
drays.  The  values  assigned  to  each  of  the  foregoing  classifications  for  the  purpose  c 
reducing  the  rather  elaborate  tabulation,  so  that  comparisons  could  be  readily  m*d< 
were  as  follows: 

1.  Ridden  horse  and  one-horse  vehicle 2 

2.  Two-horse  vehicles 4 

3.  Three-horse  vehicles 6 

4.  Four-horse  vehicles ~ 8 

6.  More  than  four-horse  vehicles 12 

6.  Motor  cycles 2 

7.  Motor  runabouts 10 

8.  Four-  or  five-seat  touring  cars 20 

9.  Six-  or  seven-seat  touring  cars 40 

10.  Motor  trucks  or  drays 20 

For  discussion  of  these  coefficients  of  reduction  and  for  further  details  in  connectio 
with  the  Maryland  censuses,  reference  may  be  had  to  publications,  other  than  thoi 
already  noted,  as  follows:    (26b)  and  (26j). 

The  Mass.  State  Highway  Comm.  took  traffic  censuses  in  1909  and  1912.  The 
classification  was  as  follows:  Horse  drawn  vehicles,  single  horse  light,  single  lion 
heavy,  two  or  more  horses  light,  two  or  more  horses  heavy;  and  automobiles,  runabout 
touring  cars  and  wagons,  trucks  and  omnibuses.  The  Massachusetts  authorities  a,] 
peared  to  have  followed  the  British  method  of  relying  on  weights  for  a  reduction  < 
the  census  figures  and  in  the  report  of  the  Mass.  Highway  Comm.  (64d),  which  may  r. 
referred  to  for  detailed  discussion  of  the  censuses,  they  state  as  follows:  "After  all.  it . 
not  numbers  which  tell  the  story,  it  is  weight,  and  it  is  not  weight  alone  but  the  vehicl 
by  which  it  is  transported,  whether  by  horses  or  by  motor.  It  is  not  the  tractive  pom 
alone  that  makes  the  difference,  but  the  tires  which  support  the  vehicle,  whether  ira 
or  rubber  comes  in  contact  with  the  road,  whether  the  vehicle  is  pulled  over  the  roa 
or  propels  itself,  and  thus  pulls  upon  the  road  surface.  All  of  these  eonsidermtiot 
are  probably  not  so  important  on  many  road  surfaces  as  the  actual  weight  impose 
upon  the  road  per  inch  width  of  tire  resting  upon  the  road.  *  *  *  After  careful  stud 
they  have  adopted  in  England  an  assumed  weight  or  coefficient  for  each  kind  of  veHic 
using  the  roads,  in  order  to  make  a  fair  comparison  of  the  traffic  upon  different  roai 
where  the  traffic  varies,  and  to  more  nearly  show  what  the  road  must  support.  j 
is  quite  similar  to  the  formula  in  use  in  France  and  on  the  Continent.  It  is  thereffoi 
used  both  for  want  of  a  better  one  and  also  because  it  gives  a  fair  basis  of  comparison. 
The  accuracy  of  some  of  the  above  expressions  may  be  questioned. 

The  weights  used  by  the  Mass.  Comm.  for  the  different  classifications  made  up  fc 
them  are  as  follows; 
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Runabouts. 1.43  tons 

Touring  can 2.23  tons 

TrodB 6.25  tons 

Hone-drawn  vehicles 

One-bone,  tight 0.36  tons 

One-horse,  heavy 1.12  tons 

Two  or  more  hones,  light. 0.54  tons 

Two  or  more  horses,  heavy , 2.46  tons 

The  K.  T.  State  Highway  Dept  took  a  traffic  census  in  1909  and  the  basis  of  the 
the  reduction  figures  assignable  to  each  classification  were  as  follows: 

Relative 
of  Traffic  Weight 


with  vehicles 1 

vehicle,  light. 2 

vehicle,  heavy 3 

vehicle,  light 8 

Two-horse  vehicle,  heavy 4 

Three-horse .  vehicle,  heavy 5 

Four-horse    vehicle,  heavy. . ! 6 

1 

2 

3 

4 

5 

6 

cars 7 

etc 10 


engine 15 

Two  traction  engines. 80 

Miscellaneous  heavy  traffic. 5  upward 

h  the  eotnpuataon  of  the  census  figures,  a  summary  was  made  so  as  to  give  separate 
for  the  horse  and  for  the  motor  traffic     For  further  details,  see  (17)  and  (32). 
U.  &.  Office  of  Public  Roads  has  made  some  traffic  studies,  and  a  particularly 
6buuk6  of  these  on  the  Rockville  Pike  may  be  found  in  (46).    James 
the  authors,  there  refer  to  the  difficulties  met  with  in  the  attempted  es- 
it  of  proper  traffic  units  and  argue  for  the  adoption  of  the  ton-mile  basis. 
they  give  to  the  various  items  in  the  category  of  vehicles  are  as  follows: 

Tons 

Loaded  1-borse  wagon 0.88 

Unloaded  1-borse  wagon 0.28 

i*~A~A  2-horse  wagon 1  57 

Unloaded  2-horse  wagon 0.47 

Loaded  4-horse  wagon 3  88 

Unloaded  4-faorse  wagon  (gears) 0 .  54 

pleasure  vehicle 0 .  28 

pleasure  vehicle 0 .  47 

Robber-tired  bone  vehicle. 0 .  28 

' 0.50 

0.20 

heavy  vehicle 3 .  94 

1.68 

Motor  touring  car 2.00 

leaded  motor  dray 2 .  48 

Unleaded  motor  dray 1.23 

0.5C 
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Many  of  the  arguments  advanced  in  the  article  are  sound,  but  apparently  insufficient 
consideration  has  been  given  to  the  relative  effects  of  different  speeds,  of  different  kinds 
of  tires,  and  of  the  variations  in  effect  of  one  or  both  of  these  on  different  kinds  of 
surfacing*.  The  ton-mile  basis  and  the  conclusions  of  the  authors  cannot  therefore 
be  generally  accepted,  for  the  present,  as  final.  It  would  seem  as  tho  the  ton-mile 
might  be  improved  on  as  a  basis,  altho  even  then  it  would  not  in  many  cases  be  per- 
fectly satisfactory.  If  the  relative  speed  were  allowed  to  enter,  this  could  be  included 
by  making  the  basis  the  ton-mile  per  hour  and  estimating  the  aporoximate  speed 
of  the  passing  vehicles.  That  is,  instead  of  taking  the  weight  of  the  vehicles  and  the 
length  of  section  under  observation,  the  weight  of  the  vehicle  multiplied  by  its  speed 
in  miles  per  hour  would  give  the  figure  to  be  used.  Owing  to  the  fact  that  up  to  a 
certain  limit  of  speed,  the  importance  of  the  speed  factor  is  relatively  so  small  com- 
pared with  the  tire  factor  or  the  weight  factor,  it  might  be  possible  to  simplify  the 
records  and  calculations  Bomewhat  by  allowing  all  speeds  below  a  certain  figure  to 
be  calculated  at  unity,  and  to  use  for  the  speed  factor  a  figure  other  than  unity  only  in 
cases  where  the  speed  was  estimated  to  be  over  the  maximum  rate  per  hour  estab- 
lished. A  different  maximum  rate  per  hour  could  be  set  for  hard-tired  and  rubber- 
tired  vehicles  if  desirable,  and  the  factor  for  excessive  speeds  could  either  be  had  by 
obtaining  the  ratio  between  the  maximum  speed  established  and  the  actual  speed 
estimated  or  by  empirically  stating  factors  gradually  increasing,  for  the  estimated 
speeds  above  the  maximum.  The  importance  of  proper  consideration  of  the  matter 
is  again  evidenced  by  the  foregoing. 

The  City  of  New  York  has  taken  some  traffic  censuses  and  the  classifications  and 
values  adopted  by  the  Bureau  of  Highways,  Borough  of  Brooklyn,  are  given  (68) 
as  follows: 


Rubber-tired  vehicles 
Large  automobile  trucks,  loaded 
Large  automobile  trucks,  em^ty 
Small  automobile  trucks,  loaded 
Small  automobile  trucks,  empty 

Pleasure  automobiles 

Carriages 

Steel-tired  vehicles 

Loaded  trucks 

Empty  trucks 

Loaded  wagons 

Empty  wagons 

Carriages 

Trolley  cars 


To  obtain  the  traffic  unit,  the  following  rule  was  used:  "The  number  of  vehicles 
passing  a  given  point  in  8  hr  times  traffic  unit  divided  by  8  times  60  times  the  width 
of  the  roadway  equals  density  equals  traffic  units  per  minute  per  foot  width  of  roadway. 
The  density  of  traffic  may  be  divided  roughly  as  follows:  Maximum,  1.16  to  1.74; 
medium,  0.58  to  1.15;  minimum,  0.00  to  0.57.  This  represents  in  a  rough  way,  in 
accordance  with  the  above  formula,  what  is  known  as  the  maximum,  medium  and 
minimum  density  of  traffic  in  the  Borough  of  Brooklyn."  • 

The  Borough  of  Manhattan  has  taken  some  traffic  censuses  and  their  classifications 
of  vehicular  traffic  have  been  as  follows:  Horse-drawn  iron  tired,  horse-drawn  rubber 
tired,  automobiles,  street  cars,  automobile  trucks,  with  an  estimated  actual  weight 
for  each  vehicle  counted,  these  weights  being  finally  totalled. 

Conclusions  of  Various  Authorities.  Absence  of  general  agreement  among  highway 
authorities,  except  perhaps  in  the  matter  of  certain  general  principles  concerning  the 
translation  of  the  complex  figures  from  a  traffic  census  into  a  simple  expression  of  the 
relative  effect  of  traffic  under  different  conditions,  will  be  evident  from  the  foregoing 

,ary  0f  the  conclusions  of  those  authorities  who  seem  to  have  given  moat  atten- 

>e  subject     At  the  same  time,  the  importance  of  such  general  agreement  aa 
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■ifht  be  pc— ible  in  this  connection  is  also  demonstrated.  One  of  the  reasons  for  the 
ndc  of  agreement  is  the  comparatively  short  time  that  attention  has  been  given  to 
ts*  subject  outside  ci  France.  Another  reason  is  furnished  by 'the  quite  different 
conditions  prevailing  in  many  instances  with  these  authorities. 

The  French  conclusions  were  reached  from  dealing  mainly  with  water-bound 
awadam  roads,  comparatively  recently  surface  treated  with  tar,  and  with  local  environ- 
■eats  and  traffic  conditions  appreciably  different  from  those  in  this  country.  The 
mu  may  be  said  of  the  British  conclusions  with  a  further  remark  that  the  British 
environments  and  conditions  are  perceptibly  different  from  those  in  France.  The 
Illinois  conclusions  were  drawn  from  a  study  of  traffic  over  roads  of  earth  and  included 
bat  relatively  few  miles  of  roadways  improved  according  to  modern  standards.  The 
IUbyland  conclusions  were  based  on  a  study  of  traffic  over  roads  improved  with  water- 
bjaad  macadam  with  surfacing*  of  various  kinds,  including  shell,  gravel,  water-bound 
BmmtnDc  and  trap  rock  macadam,  and  bituminous  macadam  or  macadam  surface 
treated  with  various  bituminous  materials.  The  Massachusetts  conclusions  were 
adaottedly  influenced  strongly  by  the  conclusions  of  the  British  Road  Board,  but 
sere  based  on  a  study  of  traffic  over  mainly  water-bound  macadam  roads,  some  of 
v&eh  had  been  treated  in  one  way  or  another  with  bituminous  materials  and  whose 
feral  environments  and  conditions  were  quite  different  from  those  prevailing  in  Great 
Britain  or  in  Maryland.  The  New  York  conclusions  were  based  on  a  study  of  traffic 
sw  roads  recently  improved  with  modern  surfacings  of  various  kinds  but  under  local 
smroaments  and  conditions  differing  considerably  from  those  of  Maryland  or  even 
Us—  ihmi  fin  The  New  York  City  conclusions  were  based  on  a  study  of  traffic  over 
txy  streets,  whose  surfaces  were  in  the  main  pavements  of  sheet-asphalt  or  stone 
stock,  and  whose  local  environments  were  decidedly  different  from  those  prevailing 
ia  any  of  the  other  cases.  While  there  may  be  a  difference  between  the  local  environ- 
stents  and  conditions  in  the  two  Boroughs  of  Brooklyn  and  Manhattan,  it  hardly 
seems  sufficient  to  explain  fully  the  differences  in  the  conclusions  of  these  two  boroughs. 

As  stated  editorially  by  the  Surveyor  (70)  a  single  severity  factor  cannot  be 
■ssjucJ  to  a  particular  kind  of  vehicle  or  a  single  endurance  factor  to  a  particular  kind 
of  crust,  the  reason  being  that  these  factors  vary  with  the  different  vehicle-crust  com- 
taationa.  "The  average  severity  factor  of  a  rubber-tired  delivery  van  and  the 
re-rage  endurance  factor  of  granite  setts  and  water-bound  macadam  furnish  us  with 
so  just  estimate  of  the  relative  effects  of  the  delivery  van  on  granite  setts  and  water- 
booad  macadam  respectively.  Again,  the  rates  of  wear  of  a  particular  kind  of  crust 
will  vary  very  much  indeed  according  to  whether  the  road  is  a  dead  flat,  a  gentle 
gradient,  or  a  steep  hill,  *  *  *  as  regards  iron-tired  motor  vehicles,  the  element  of  road 
erast  temperature  is  far  more  important  than  gradient  for  tarred  roads. "     See  also  (7). 

<>a  the  other  hand,  it  seems  possible  to  make  such  divisions  of  a  country  even  as 
large,  and  with  as  varied  conditions,  as  the  United  States,  so  as  to  include  in  sections 
raads  with  similar  crusts,  surfaces,  alignments,  local  environments  and  conditions,  and 
to  adopt  for  each  section  such  a  set  of  relative  weights  for  each  classification  of  the  traffic 
ceasus  as  would  avoid,  as  far  as  possible,  complications  of  the  tally  sheet  and  the 
bringsng  in  of  uncertainties  or  the  establishing  of  impracticable  efforts  on  the  part 
«f  the  ordinary  observer,  and  yet  at  the  same  time,  permit  of  ready  comparisons  of 
trafir  in  which  the  actual  errors  compensate  for  each  other  quite  sufficiently,  and 
pre  the  highway  authorities  valuable  information  from  the  traffic  census  itself  as  to 
the  effect  of  the  traffic  on  the  roadway  surface  and  as  to  the  cost  for  maintenance  and 

14.    Traffic  Censuses 

The  Method  of  Taking  Traffic  Censuses  is  an  important  consideration. 
Continuous  recording  of  the  traffic  is  impracticable  for  more  than  a  short 
period  at  least  and  yet  a  fairly  accurate  idea  of  the  traffic  on  a  highway  for 
*  yearly  period  is  necessary.  Ordinarily  the  observers  or  recorders  available 
b*r  the  purpoj*e  will  not  be  especially  trained  for  the  work,  tho,  in  course  of 
time,  they  may  become  more  or  less  experienced  in  it.  Too  much  reliance 
"■Wild  not  Ik?  placed  on  the  judgment  of  these  individuals,  and  the  re- 
Qtttrements  of  them  should  be  kept  well  within  their  capabilities. 

The  French  Methods  again  have  been  carefully  studied  out  and  in  the  re' 
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viously  referred  to  of  the  French  traffic  census  (55)  the  following  description  of  the 
methods  employed  is  given:  "The  roads  are  divided  into  a  certain  number  of  sections 
in  each  one  of  which  it  is  supposed  that  the  circulation  is  almost  constant  thruout  the 
year.  At  one  point  in  the  section  chosen  is  a  point  of  observation,  and  the  observer 
notes  the  vehicles  and  animals  of  each  category  which  pass  before  him.  These  notes 
are  sent  to  the  engineer's  office  where  they  are  compiled  according  to  certain  forms 
and  then  transmitted  to  the  Central  Department.  The  choice  of  posts  for  observation 
is  the  most  delicate  and  most  important  part  of  the  preparatory  work.  In  fact,  there 
are  a  very  few  sections  of  road  where  the  traffic  is  constant  thruout  the  year.  The  local 
circulation  nearly  always  predominates  at  most  irregular  speeds.  In  the  suburbs 
of  cities  for  instance,  it  is  very  active,  and  then  it  diminishes  more  and  more,  according 
to  the  distance  away,  many  of  the  carriages  leaving  the  main  road  as  they  go  out.  The 
farm  traffic,  which  goes  from  the  farm  to  the  fields,  uses  the  road  only  for  short  dis- 
tances, whose  limits  are  variable  and  indeterminate.  Results,  then,  are  obtained  more 
or  less  exact,  according  to  the  length  of  the  sections  and  dependent  on  the  position  of 
the  post  of  observation  in  each  one  of  them.  In  order  to  arrive  at  the  maximum  exact- 
ness it  would  be  necessary  to  divide  each  road  into  as  many  sections  as  there  existed 
branches  to  it,  or  other  roads  crossing  it,  but  one  could  not  do  this  without  exaggerating 
the  expense  beyond  measure.  In  order  to  approach  as  nearly  as  possible  to  this  maximum 
of  exactness,  the  Administration  has  carefully  considered  the  matter  for  a  long  time. 
Moreover  as  it  is  very  important  that  the  results  of  a  census  be  to  the  utmost  com- 
parable with  those  of  preceding  censuses,  the  posts  of  observation  in  1903  have  been 
as  little  changed  from  those  used  in  1894  as  local  circumstances  rendered  possible. 
Exactness  of  the  results  depends  also  largely  on  the  attention  and  the  conscientious- 
ness with  which  the  observations  are  made.  Generally  the  observers  are  chosen 
patrolmen  who  receive  extra  pay  for  their  extra  work.  These  observers  are  supervised 
by  the  travelling  superintendents  whose  duties  call  for  their  frequently  inspecting  their 
roads,  and  who  are  in  their  turn  directed  and  controlled  by  engineers.  Under  these 
conditions,  the  total  results  of  the  censuses  are  of  a  nature  to  inspire  a  very  great 
confidence. 

"The  census  takes  place  during  the  entire  year,  but  consideration  of  economy 
prevents  the  extension  of  the  census  to  each  one  of  the  days  of  the  year,  and  it  suffices 
to  take  them  at  regular  intervals  and  to  apply  to  the  entire  year  the  mean  of  the  results 
thus  obtained.  This  method  would  not  be  proper  unless  the  dates  of  the  census 
taking  were  well  chosen.  The  circulation  at  a  given  point  is  not  constant.  If  the 
extremes  of  commerce  and  of  industry  create  a  permanent  movement  in  each  direc- 
tion, this  movement  still  undergoes  variations  according  to  different  seasons  of  the 
year,  and  takes  exceptional  speed  on  certain  dates,  the  intervals  between  which  are 
sometimes  irregular,  such  as  fair  days,  holidays,  and  the  more  often  periodical  dates 
like  market  days  and  Sundays.  There  are  also  inequalities  due  to  weather  conditions. 
Extremes  of  weather  influence  the  results  more  or  less,  especially  if  they  happen  to 
coincide  in  a  less  or  greater  number  with  the  dates  of  the  census.  It  is  hardly  possible, 
when  a  count  is  not  made  each  day  to  escape  the  error  due  to  days  of  exceptional  traffic, 
which  are  not  regularly  occurring,  and  which  cannot  always  be  foreseen.  As  to  the 
periodic  influences,  generally  the  most  important  are  eliminated  in  the  ™ai"  by  dividing 
uniformly  the  counting  days  between  the  four  seasons  and  the  seven  days  of  the  week. 
The  number  of  counting  days  is  thus  fixed  at  28.  Each  one  of  the  days  of  the'week 
figures  once  in  each  quarter,  and  there  are  therefore  between  two  consecutive  counts 
constant  intervals  of  13  days.  The  days  for  counting  during  the  last  census  taken 
in  1903  were  as  follows: 


Days  of  the  Week 


Saturday.. 

Friday 

Thursday .  . 


1st  Quarter 


Jan. 

3 

Jan. 

16 

Jan. 

29 

Feb. 

11 

Feb. 

24 

March 

9 

March  22 


2nd  Quarter 


April  4 
April  17 
April  30 
May  15 
May  26 
June  8 
June  21 


3rd  Quarter 


July  4 
July  17 
July  30 
Aug.  12 
Aug.  25 
Sept.  7 
Sept.  20 


4th  Quarter 


Oct.  3 
Oct.  16 
Oct.  29 
Nov.  11 
Nov.  24 
Dec.  7 
Dec.  20 
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the  same  a*  those  which  were  adopted  in  1894,  and  they  were  preserved 
to  naulm  the  results  a*  comparable  as  possible.  As  in  1894,  a  day  has  been 
ig  at  six  o'clock  in  the  morning  in  the  first  and  fourth  quarters 
sad  at  ore  o'clock  m  the  second  and  third  quarters,  and  as  finishing  uniformly  at  nine 
•'dock  at  night. 

"The  traffic  is  small  during  the  night  on  the  greater  part  of  the  road  except  perhaps 
a  the  suburbs  and  at  the  time  of  fairs  or  markets.  On  the  other  hand,  the  night 
esBJUSsi  are  the  most  costly  and  the  most  difficult  to  take.  In  1888,  it  was  thought 
tsat  a  large  number  of  those;  counts  could  be  omitted  and  reliance  had  at  many  stations 
at  adding  to  the  early  records  the  mean  of  one  or  two  observations  at  night  per  quarter. 
it  ess  therefore  decided,  and  it  was  the  same  in  1882,  that  once  at  least  per  quarter, 
uk  esuat  would  be  carried  thru  the  entire  24  consecutive  hours  on  each  section,  and 
tut  oa  the  auctions  where  the  night  counts  should  be  more  frequent,  they  should  be 
at  the  same  mnmber  in  each  one  of  the  four  quarters.  The  administration  left  to  the 
anjauua  that  responsibility  for  fixing  for  each  section  the  dates  for  the  counts  which 
skald  last  thru  the  24  consecutive  hours,  this  decision  to  be  made  in  consideration 
at  the  local  circumstances  such  as  fairs,  markets,  etc,  to  the  end  that  the  most  exact 
aasnte  mean  of  the  nocturnal  traffic  should  be  had.  In  1894,  the  engineers  were  left 
at  bhcrty  to  fix  the  dates  of  the  night  count  without  any  restrictions  to  make  them 
as  the  day  counts,  and  the  same  procedure  was  followed  in  1903,  with  the 
however,  that  in  any  case  the  total  number  of  night  counts  should 
in  the  previous  censuses." 

The  Dancei  Methods  as  described  (45)  may  be  summarised  as  follows:  The  work 
ass  gradually  tmjimi  with  a  few  observers  in  the  vicinity  of  Springfield,  and  in  one 
sr  tee  other  asttinsia  of  the  state.  These  stations  were  established  in  Feb.,  1906, 
sad  from  t4"Mt  to  time,  additional  stations  were  established  until  a  total  of  37  was 
neebed.  The  method  of  counting  and  classifying  traffic  is  to  record,  first,  all  the 
Ike  vamdas  going  in  at  toward  the  city  or  town  in  which  the  station  is  established, 
sad.  ■^^twi,  all  vehicles  going  out  or  away  from  the  town,  distinction  being  made 
Ira4fi1  and  unloaded  vehicles.  The  number  of  horses  attached  to  each 
a  recorded  ■™H  the  record  for  each  hour  kept  separately.  Instructions  on 
an  beak  of  the  K»— »»«»  furnished  for  recording  the  traffic  require  the  signature  of  the 
saxrvar,  the  date  on  which  the  record  is  taken,  the  condition  of  the  road,  whether 
sty  asd 'smooth,  dry  and  rutted,  freezing  and  smooth,  freezing  and  rough,  wet  with 
mmg  nifhoi  in  depth,  and  condition  of  the  weather,  as  cloudy,  rainy  or  fair.  The 
aaort  farther  states  "each  station  was  established  at  some  house  on  the  road  near 
ewagh  to  the  city  or  town  in  question  to  include  all  the  traffic  going  and  coming  to 
tat  eoaatry  bat  far  enough  out  to  exclude  merely  street  traffic  The  blanks  were 
lajijuswlj  "^  as  simple  as  possible  with  the  idea  that  they  could  be  kept  by  any 
shfat  boy  or  girL     A  count  was  made  at  all  stations  on  the  same  day  and  were  made 

■scat  four  *? a  monthu     The  days  were  so  selected  that  if  the  first  count  came 

oa  Monday,  the  next  count  would  come  some  other  day  of  the  week;  taking,  for 
sstisn.  the  first  Monday  of  one  week,  Tuesday  of  the  next,  Wednesday  of  the  next 
aid  so  on.  In  winter,  the  traffic  was  recorded  during  the  daylight  hours,  but  at  all 
tfaar  waaiii  of  the  year  from  6  A.M.  to  7  P.M.  The  observers  in  Illinois  generally 
an*  private  parties  and  were  each  paid  $1  for  each  day  the  count  was  taken.  The 
newds  of  traffic  show  that  counts  were  taken  in  this  1906  census  from  two  to  five 
daws  per  month  di^-g  the  year,  exclusive  of  January  and  December. 

hi  laarrfcuid,  the  published  traffic  censuses  have  been  taken  more  or  leas  irregularly, 
sad  have  only  been  tr1— »  under  the  direction  of  the  state  highway  authorities  on  the 
iipnnaj  Mctioue  of  the  state  road  system.  The  observers  have  in  practically  all 
aassbeea  the  patrolmen  employed  in  the  up-keep  of  the  roads,  or  employees  of  the  State 
iLmA*  f-j—rcw  qrof^o ily  ntHsT*""1  * ftr  <Jm  P,rPn<M>  The  effort  has  been  made  to  secure 
aiuna  the  limits  imposed  by  controlling  conditions,  the  records  under  such  circum- 
aaacai  of  acathcr  and  traffic  that  fair  averages  of  the  use  of  the  roads  would  be 
rm*mm ,-fc^  by  tfcg  figures.  Reports  included  statements  as  to  temperature  and  weather 
aajdaiora  and  any  remarks  necessary  to  indicate  especial  considerations  of  value. 

Ike  Maaaacnasetta  Method,  as  described  in  detail  (64c)  may  be  summarised  as 
Ukm-  «p-«  Mtnte  record*  ware  taken,  the  first  in  the  month  of  Aug.,  beginning 
m^J^MLl99».  Bt  1  A.M.  and  continuing  for  14  hr  each  day  until  9  P.M. 
««asfo»owiag  Saturday  er«otof-    The  second  census  began  on  Sunday,  O- 
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at  7  A.M.  and  continued  for  the  full  week  in  precisely  the  same  way.  For  the  Aug 
records,  237  observers  were  employed  and  in  Oct.,  240  stations  were  established,  li 
most  cases,  boys  and  girls  in  advanced  grades  of  the  public  schools  were  selected  fo 
observers,  but  k  some  instances,  the  repair  agents  of  the  Commission  kept  the  records 
It  was  recognized  that  the  chief  end  of  such  records  was,  first,  to  determine  the  relative 
importance  of  different  routes  of  travel,  and  second,  to  secure  at  least  a  rough  ap 
proximation  of  the  relative  use  of  such  routes  by  motor  vehicles  and  by  horse-drawi 
vehicles.  As  untrained  observers  only  were  expected  to  be  secured,  the  data  callet 
for  was  as  simple  as  possible  and  the  tally  cards  were  prepared  with  care  so  as  to  leav< 
little  or  nothing  to  the  judgment  of  the  observers.  On  certain  of  the  main  roacfe 
leading  into  Boston,  the  records  were  taken  during  the  Aug.  census  for  24  hr  eacl 
day.  In  1912,  a  similar  traffic  count  was  made  at  156  stations  scattered  thruout  tin 
state.  The  time  and  method  of  counting  were  identical  at  all  points,  and  the  census 
of  1912  was  taken  on  days  and  for  periods  similar  to  those  in  1909.  Compilations 
from  the  records  so  obtained  were  prepared  in  the  office  of  the  Commission  and  the 
deductions  made  with  the  assistance  of  its  engineers. 

The  New  York  Census  of  1909  (60)  was  taken  upon  the  county  highways  improved 
by  state  aid  and  also  upon  roads  which  the  Commission  then  expected  to  improve  ai 
state  or  county  roads  during  1910.  The  observers  were  departmental  employees  ol 
the  grade  of  patrolman  or  laborer  in  most  cases.     The  dates  of  the  census  were  Sept 

1  and  15  and  Oct.  1  and  15,  1909,  over  the  roads  proposed  to  be  improved.  Another 
census  was  taken  by  the  New  York  department  in  1914  during  the  summer  when 
travel  was  supposed  to  be  at  its  maxim im.  The  observers  were  patrolmen  working 
under  the  supervision  of  the  division  engineers  and  the  dates  selected  were  two  specific 
Saturdays  especially  determined  in  eac'i  case.     It  is  stated  that  "the  average  of  these 

2  days  should  give  the  information  desired,  namely;  the  volume,  weight  and  character 
of  traffic  on  the  roads  of  the  state,  with  a  degree  of  accuracy  sufficient  for  the  purpose 
which  is  to  determine  the  relation  between  work  done  and  cost  of  maintenance.  As 
a  consequence  the  adaptability  or  economy  of  the  existing  road  pavements  and  methods 
of  maintenance  can  be  determined." 

Blanchard's  Method  (8)  for  taking  a  traffic  census  on  roads  is  as  follows: 
"After  the  classification  of  the  traffic  has  been  adopted,  the  methods  of  securing  traffic 
data  must  be  considered.  As  a  practical,  economical  and  efficient  plan,  the  following 
method  is  proposed  for  adoption  under  average  conditions  for  the  season  from  Apr. 
to  Oct.  inclusive  for  country  highways  in  the  northern  states.  The  traffic  should  be 
taken  during  four  periods  of  three  days  each,  one  period  being  in  Apr.,  May  or  June, 
one  in  July,  one  in  Aug.,  and  one  in  Sept.  or  Oct.  As  local  conditions  may  dictate, 
either  Friday,  Saturday  and  Sunday,  or  Saturday,  Sunday  and  Monday  could  be 
taken,  thus  insuring  information  relative  to  the  usual  abnormal  Sunday  motor-car 
traffic  and,  in  some  cases,  the  traffic  above  the  week-day  average  on  Saturdays,  while 
the  Friday  or  Monday  traffic  would  give  a  fair  indication  of  the  normal  week-day 
traffic  From  a  study  of  the  meteoric  records,  it  will  be  found  that  the  climatic  con- 
ditions are  favorable  to  the  adoption  of  the  plan  proposed.  In  the  months  from 
Nov.  to  March,  inclusive,  two  3-day  periods  would  be  taken  in  certain  cases;  one  in 
Nov.  or  Dec,  the  other  in  Feb.  or  March.  This  distribution  of  the  periods  would 
furnish  statistics  of  the  normal  traffic  in  this  season  and  would  also  afford  opportunity 
for  a  study  of  traffic  detail  and  condition  of  the  road  during  the  winter  season.  In 
many  cases  only  a  month  will  be  available  in  which  to  make  all  the  preliminary  investi- 
gations. Under  these  conditions  the  traffic  should  be  observed  for  8-day  periods 
using  three  sets,  one  of  Friday,  Saturday  and  Sunday,  and  two  of  Saturday,  Sunday 
and  Monday,  one  period  in  the  first  week,  one  in  the  third,  and  one  in  the  last  week. 
The  number  of  consecutive  hours  which  should  be  taken  during  the  day  will  depend 
upon  local  conditions  and  the  period  of  the  year  when  observations  are  made.  In 
many  cases  24  hr  will  be  absolutely  necessary,  while  in  certain  cases  8,  12  or  15  hr 
will  be  satisfactory.  While  it  is  feasible  to  lay  down  general  recommendations  relative 
to  traffic  census  periods  for  country  highways,  in  the  case  of  city  streets  the  plan 
adopted  will  vary  in  detail  dependent  upon  local  traffic  characteristics  and  other 
conditions."    See  (7). 

n — «-ll»s  Method  (24)  for  taking  a  traffic  census  on  btrebtb  is  as  follows:    "Ob- 

^omts  should  be  carefully  selected,  and  at  a  sufficient  number  of  points  on 

■9  thruout  the  city  to  collectively  be  considered  as  representing  the  char- 
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trmffie  requirements  on  each  general  class  of  highway  and  on  all  of  the  several 
of  modem  street  and  road  pavements  in  general  use.  In  order  to  obtain  complete 
ive  ■"*■■'  records  it  is  desirable  that* during  each  year  four  separate  census 
•hooid  be  taken  at  each  observation  point,  one  count  being  made  during  each 
«■"  cat  four  seasons  of  spring,  summer,  autumn  and  winter.  Each  count  should  be 
tsss  continuously  between  5  A.M.  and  9  P.M.,  or  during  the  entire  24  hr  if  so  de- 
mtA,  ob  a  consecutive  Friday,  Saturday,  Sunday,  and  Monday,  which  days  will  provide 
:toa  lor  two  full  business  days,  a  half  holiday  and  a  whole  holiday.  In  this  connection 
a  s  important  to  note  that,  while  city  streets  carry  msTimum  traffic  on  business 
dqv,  sobarban  and  country  roads  carry  their  maximum  traffic  on  Sundays  and  holi- 
dsjv,  sad  vice  versa,  which  condition  is  due  primarily  to  the  alternate  suspension  of 
bSBBcst  traffic  in  favor  of  pleasure  traffic.  The  observers  should  ordinarily  be  on 
Ary  m  two  8-hr  shifts,  working  respectively  from  5  A.M.  to  1  P.M.  and  from  1  P.M. 
to  9  P.M.  Under  average  conditions  an  observer  should  be  stationed  at  each  obser- 
vsnoi  point,  but  if  the  volume  of  traffic  or  the  number  or  extent  of  the  details  to 
be  sated  require  two  or  more  observers  be  assigned,  it  should  be  so  arranged,  as  con- 
i>-i»  may  necessitate  that  each  of  the  two  observers  will  record  exclusively  the 
nssk  gains;  in  one  general  direction." 

15.    Effects  of  Traffic 

The  Location  is  affected  by  the  sources  of  the  traffic  and  its  destination 
see  Art.  1).  It  is  also  affected  by  the  character  and  the  amount  of  the 
tr iffic,  all  these  in  the  same  way  as  the  location  of  a  railway  is  affected  by 
:.o-  considerations.  If  local  traffic  alone  is  to  be  accommodated,  the 
Ms.stfrin  will  be  quite  different  from  that  where  thru  traffic  is  the  main 
cba-feleration.  If  both  thru  and  local  traffic  are  to  be  most  efficiently  pro- 
M*ir,i  for,  then  the  location  must  be  equally  well  made.  Assuming,  in 
:i'i*t ration,  that  railway  lines  already  exist  in  a  locality,  perhaps  the  most 
t^rtrve  development  of  the  transportation  facilities  for  purely  local  traffic 
sill  be  had  by  locating  the  improved  highways  radially  from  the  railroad 
Actions.  On  the  other  hand,  if  the  local  traffic  is  light  because  of  the  un- 
;  reductive  character  of  the  country  traversed  by  the  railway,  it  is  possible 
that  the  most  important  need  of  the  community  is  the  provision  of  an 
•aproved  highway  thru  the  district  at  approximately  right  angles  to,  or 
*v*n  rloseJy  parallel  with,  the  railway.  If,  however,  the  railway  facilities 
at  ia-oifnrient  for  the  development  of  the  territory,  it  may  that  the  great- 
**t  good  will  be  had  by  the  improvement  of  a  highway  far  enough  from  the 
railway  for  the  greater  part  of  its  length  and  yet  connecting  with  it  at  one 
or  more  points,  so  as  to  open  up  prospective  new  territory  and  at  the  same 
taae,  provide  for  transportation  thru  the  territory  in  question  from  outside 
points. 

The  Lines  of  a  Highway  are  affected  by  traffic  (see  Art.  2)  as  will  be  evident 
*i  i  the  conditions  surrounding  the  different  classes  of  traffic  are  examined. 
For  instance,  slow  moving  horse-drawn  traffic  can  readily  pass  around 
nrjch  sharper  curves  than  can  fast  moving  motor  traffic.  Furthermore,  in 
the  ease  of  the  former,  not  so  much  warning  of  the  approach  of  other  vehicles 
i»  Deeded  as  in  the  latter  case.  Hence,  the  necessity  for  unobstructed 
Ti£«»o  for  a  reasonable  distance  at  curves  is  not  as  great. 

In  1908,  the  Permanent  Int.  Assn.  of  Road  Congs.  recommended  a  minimum 
radios  of  about  165  ft.  In  1913,  the  importance  of  motor  traffic  having 
■o  enormously  increased  in  the  interim,  the  same  body  made  (75)  the  fol- 
lowing recommendations:  "  The  radii  of  curves  in  roads  used  by  fast  traffic 
should,  wherever  practicable,  provide  the  best  possible  and  an  unobstructed 
\  and  that  where  this  is  not  possible,  the  curve  being  of  too  short  a 
should  be  provided  whereby  the  approach  thereto  is  in  some 
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way  clearly  indicated."  Where  the  traffic  conditions  are  such  as  to  encoura* 
vehicles  to  follow  closely  in  each  other's  tracks  and  to  cause  the  excess** 
formation  of  ruts  in  the  road,  and- consequently  high  cost  for  maintenance 
these  results  can  frequently  be  avoided  by  the  establishment,  as  far  s 
practicable,  of  curved  lines  for  the  highway.  It  is  readily  notioe»t>] 
that  at  turns,  unless  they  are  too  sharp,  the  tendency  to  tracking  and  ruttin 
is  not  nearly  so  great  as  on  the  tangents.  ^^ 

The  Grades  to  be  established  on  a  highway  are  affected  rJeo  by  the  chai 
actor  of  the  traffic.  See  Arts.  8  and  10.  If  the  traffic  be  mainV  fo 
pleasure,  the  economic  disadvantages  of  heavy  grades  are  not  so  perceptibl 
as  in  the  case  of  heavy  commercial  traffic  conditions.  Furthermore  witl 
some  kinds  of  traffic,  a  heavy  grade,  if  established,  will  result  in  an  irresLtdHl 
demand  for  an  expensive  surfacing  in  order  that  the  traffic  conditions  mav  h 
properly  met.  The  cross  grade  or  crown  endurable  by  motor  traffic  is  *en Jr 
aUy  greater  than  that  safely  permissible  under  animal-drawn  traffic,  and i 
the  latter  class  is  considerable  in  any  instance,  it  may  mean  that,  for  the  sal* 
of  the  flatter  crown,  a  different  kind  of  surfacing,  with  a  consequent  chan« 
in  the  cost,  will  have  to  be  had  instead  of  the  crown  and  surfacing  rnoS 
suitable  for  motor  traffic  alone.  ou^«^xik  most 

hwh!  7^  °f  5?  Ro*dw^  to  *  P~vided  is,  within  limits,  determined 
by  the  traffic  conditions  (see  Arts.  11  and  12).  The  necessary  width,  abo« 
a  minimum  of  the  roadway  for  present  or  future  traffic  conditions  will  bl 
determined  by  the  count  or  estimate  of  the  number  of  vehicles  to  be  dm! 
vided  for,  taking  into  consideration  also  their  direction,  speed  and  «£» 
lneir  weight  enters  when  the  foundations  and  the  character  of  the  surfacing 
are  to  be  decided.  The  width,  beyond  the  minimum  necessary  for  safely 
and  economically  sustaining  one  line  of  traffic,  will  depend  on  the  frequency 
of  passing  vehicles.  Hence  it  is  desirable  in  the  enumeration  to  separate 
the  figures  of  the  count  into  the  number  going  in  either  direction,  as  well 
as  to  enable  an  estimate  of  the  frequency  of  the  passing  of  slow  vehicles 
by  faster  ones  going  in  the  same  direction,  by  classifying,  in  such  a  way  as 
will  enable  the  faster  to  be  distinguished,  the  vehicles  going  in  each  direction 

Foundations  of  the  Roadways  are  affected  by  traffic,  because  as  it  is  the 
foundation  which  must  ultimately  carry  the  loads  coming  on  the  roadway- 
surface,  and  as  the  supporting  power  of  the  foundation  must  be  sufficient 
under  the  most  favorable  conditions  likely  to  occur  to  safely  resist  these 
strains,  it  becomes  necessary,  in  determining  many  of  the  questions  con. 
cerning  foundations,  to  know  the  kind  and  amount  of  the  strains  to  be  borne 
by  it.     If  the  traffic  is  to  be  mainly  light  pleasure  vehicles,  the  natural  soil 
when  properly  drained  may  be  ample  as  a  foundation.    If  the  traffic  is  to 
consist  of  heavily  loaded,  narrow  and  hard-tired  vehicles,  a  stronger  founda- 
tion is  probably  necessary,  unless  a  sufficient  distribution  of  the  strains  set 
up  by  this  traffic  is  delivered  to  the  foundation  thru  an  extremely  coherent 
and  more  substantial  surfacing.     If  the  traffic  is  to  comprise  heavily  loaded 
motor  trucks,  still  stronger  foundations  may  be  necessary.     Again  if  traffic 
conditions  on  the  highway  are  likely  to  be  severe  during  periods  when  the 
foundation  is  naturally  in  a  worse  condition  to  resist  such  strains,  such  as  in 
the  thawing  periods  during  the  winter,  when  perhaps  heavy  traffic  of  poles 
ties  and  like  products  is  to  be  expected,  then  greater  precaution  in  prepaid  : 
ing  the  foundation  must  be  taken  to  provide  proper  drainage  and  to  secure 
the  greatest  possible  ability  of  the  foundation  to  resist  the  destructive  strains 

The  Character  of  the  Surfacing  of  the  roadway  will  be  affected   by 
*— *Hc  conditions.     See  (26d).      If  horse-drawn  traffic  is  the  main  con- 
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ndenUion,  the  proper  regard  for  sufficient 'foothold  for  the  horses  must 
**kid.  If  motor  traffic  should  demand  the  greatest  consideration,  it  may 
k*  Berewary,  for  the  sake  of  economy  and  the  greatest  general  satis- 
taiaa,  to  disregard,  to  some  extent,  a  lack  of  foothold  afforded  by  the 
Brfacffig.  If  hard-tired  vehicles  form  the  bulk  of  the  traffic,  the  character 
of  tfee  surfacing  must  be  such  as  to  resist  successfully  the  abrasive  effects 
tinch  traffic.  Some  types  of  surfacings  are  more  seriously  affected  by 
pKdtiar  forms  of  horses'  shoes  than  are  others.  Under  some  traffic  con- 
fooof,  great  care  must  be  taken  in  selecting  the  surfacing  to  avoid  the 
*aa»  of  one  which  will  be  quickly  pushed  into  waves  and  ruts  under  the 
tnfta  If  pleasure  traffic  is  the  main  consideration,  then  proper  regard 
m*  be  paid  to  securing  sufficient  resiliency  and  elasticity  in  the  roadway 
sifaea    See  (16b). 

Matateauice  Character  and  Costs  are  affected  by  traffic.  In  many 
<*■*  a  certain  minimum  of  traffic  is  required  in  order  that  the  maintenance 
■ay  be  most  satisfactory  and  economical.  This  may  seem  a  strange  state- 
eat  bat  nevertheless  it  is  true  that  traffic  up  to  a  certain  amount  is  desir- 
*&  oa  some  surfacings  to  keep  them  in  good  condition.  For  instance, 
■*w  a  water-bound  trap  rock  macadam  does  get  a  sufficient  amount 
•f  tad-tired  traffic  to  produce  by  abrasion  sufficient  fine  material  to  offset 
tat  lost  thru  the  effects  of  wind  and  rain,  the  condition  of  the  roadway 
*****  will  not  be  satisfactory  and  its  maintenance  will  be  expensive. 
*w  Kreral  years,  the  Mass.  Highway  Comm.  paid  from  $50  to  $75  per 
■k  per  year  for  the  spreading  of  sand  on  the  lightly  travelled  trap  rock 
■tier-bound  macadam  roads  of  Cape  Cod  in  order  to  prevent  the  macadam 
cweiinf  after  the  blowing  away  of  the  fine  material  from  its  surface.  Again 
tfc*  Mteping  effect  of  soft-tired  motor  traffic  required  the  abrasive  effect 
of  tad-tired  traffic  to  counteract  it.  The  dislodging  effect  of  horses' 
fa*  Mods  the  rolling;  effect  of  wheels  for  preventing  the  ravelling  otherwise 
•writable.  As  before  indicated,  enough  traffic  on  a  road  to  insure  some 
dtributioti  of  the  effects  is  desirable  to  offset  the  tendency  of  less  traffic 
to  farm  horse  paths  and  ruts  in  the  roadway.  For  interesting  discussions 
wawmng  the  effect  of  traffic  on  roadway  surfaces  and  especially  the  effect 
■*  ****»  themselves  see  (7)  and  (25).  See  also  Art.  16. 
m  Seat  Cosctosions  Relative  to  Effects  of  Traffic  (26b)  may  be  quoted  aa  follows: 
_^&ft  water-bound  limestone  macadam  will  not  support  successfully  travel  aggre- 
4*0  units  per  average  day  of  10  hr,  and  where  60%  of  the  total  travel  is  that 
soch  a  road  surface  can  be  made  to  sustain  such  travel,  with  physical 
by  treating  it  with  Glutrin;  such  a  road  surface  can  be  made  to  sustain 
IJ**,**j»  with  physical  satisfaction,  by  giving  it  a  surface  treatment  of  cut-back 
*■*  asphalt;  an  18-ft  water-bound,  trap  rock  macadam  is  incapable  of  sustaining, 
"*""*  asriom  deterioration  in  a  few  months,  travel  aggregating  2600  units  per  aver- 
******  «f  10  hr,  and  where  90%  of  the  total  travel  is  that  of  motors;  the  surface 
?**■■*  *f  aarh  a  road  with  a  proper  cut-back  sludge  asphalt,  or  a  proper  compound 
? fy*iai  tar,  will  enable  it  to  sustain  such  travel,  with  physical  satisfaction;  a  24- 
»  wrnsiiumi,  macadam,  of  either  limestone  or  trap  rock,  will  sustain,  with  at  least 
J™1  satisfaction,  travel  aggregating  as  many  as  15  000  units  per  average  day 
"B*. and  when  mora  than  95%  of  the  total  travel  is  that  of  motors;  a  14-ft  bitu- 
^**ancadsjn,  of  either  limestone  or  trap  rock,  will  sustain,  with  at  least  physical 
"j™11  'faa*  travel  aggregating  5000  units  per  average  day  of  10  hr,  and  when  less 
Bai  U%  of  the  total  travel  is  that  of  horse-drawn  vehicles;  a  12-ft  width  for  the 
**  ■atal  is  not  economical  where  the  travel  aggregates  more  than  400  units  per 
Sy  *V  of  1©  hr.  nor  ie  the  14-ft  width  economical  where  the  travel  exceeds  2000 
******  I**  proportion  of  motor  travel  is  more  than  80%  of  the  total;  where  high- 
Jf**  antor  travel  forms  a  large  proportion  of  the  total,  the  unit  width  of  travel 
w«*nJ4  be  considered  as  9  or  10  ft,  instead  of  7  or  8  ft,  as  heretofore,  because 
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of  the  greater  clearance  required  for  the  safe  passing  of  the  units  of  such  travel." 
For  reference  to  similar  expressions  see  Art.  16,  (86)  and  (48). 

16.    Recent  and  Probable  Changes  in  Traffic  Conditions 

The  Determination  of  Traffic  Using  a  Highway,  while  important,  u 
not  final  as  to  the  demands  which  will  come  on  that  highway  when  the  lattei 
shall  have  been  improved.  However,  from  the  present  use  of  a  road,  indi- 
cation may  be  had  as  to  its  probable  use  when  the  improvement  shall  have 
been  completed,  and  at  any  rate,  the  existing  traffic  conditions  furnish, 
the  most  reliable,  if  not  the  only,  base  from  which  future  traffic  conditioni 
can  be  deduced.  As  yet  no  general  agreement  as  to  a  method  or  formuli 
for  reaching  such  an  estimate  has  been  reached.  The  estimate  of  futun 
traffic  is,  in  any  particular  case,  a  matter  of  good  judgment  based  on  sue! 
information  and  records  jof  previous  and  present  traffic  conditions  as  may  b< 
available.  Every  effort  should  therefore  be  made  to  secure  all  possibU 
information  on  these  lines  before  determining  many  of  the  questions  whicl 
will  come  up  for  solution  in  connection  with  the  proposed  improvement 
The  improvement  of  a  highway  will  increase  the  amount  of  traffic  over  it 
This  is  the  unanimous  agreement  from  the  comparatively  few  traffic  record 
available.  In  some  instances,  this  increase  of  traffic  is  caused  more  bi 
diversion  of  traffic  from  other  highways  in  the  neighborhood,  while  in  othe 
cases,  it  is  because  a  new  and  more  pleasant  route  is  furnished.  Again 
the  improvement  of  a  highway  may  further  the  development  of  the  territor: 
it  serves  and  the  increase  of  traffic  may  include  the  natural  increase  due  to 
such  development.  Until  more  records  from  widely  distributed  sources  an< 
made  up  under  a  variety  of  conditions  are  available,  it  is  not  probable  tha 
formulas  for  estimating  the  probabilities  as  to  increases  of  traffic  resultini 
from  the  improvement  of  a  highway  will  be  developed.  However,  a  carefu 
study  of  such  records  as  are  available  will  throw  some  light  on  the  problem 

The  French  Conclusions  include  the  following:  "The  use  of  the  National  road 
of  France  during  the  9  years  separating  the  census  of  1894  and  1908  by  traffic  ha 
grown  appreciably  heavier.  The  importance  of  transportation  by  horses  has  no 
ceased  to  grow  in  spite  of  the  development  of  mechanical  transportation.  Notwith 
standing  the  general  increase  there  has  been  a  light  diminution  of  travelling  by  publi 
carriage  which  can  be  explained  by  the  development  of  railways  and  of  bicycles.' 
It  should  be  remembered  that  in  France  nothing  like  the  amount  of  constructs 
of  new  highways  or  of  new  roadways  is  taking  place  that  is  going  on  in  the  Unite 
States.  The  problems  there  are  mainly  those  of  maintenance  and  not  construction 
The  development  of  that  country  and  consequently  the  increase  of  traffic  to  be  expecte 
for  that  reason  is  relatively  negligible  there,  while  in  the  United  States  this  is  a 
important  factor.  »■• 

The  British  Reports  indicate  the  same  general  conclusions  as  the  French  and  tl 
same  remarks  apply  thereto.  Wood  states  (49)  that  the  weight  of  the  traffic  i 
Fulham  was  45%  greater  in  1914  than  in  1909. 

The  Illinois  Reports,  based  on  the  examination  of  traffic  over  mainly  unimprovf 
roads,  show  a  larger  annual  increase  in  the  traffic  than  do  the  reports  from  foreis, 
countries.     The  average  figures  for  80  stations  on  64  roads  in  Illinois  are  as  follows 


Character  of 
Traffic 

1907 

1910 

1911 

1912 

Total 
Increase  in 
Five  Years 

Average 
Annual 
Increase 

Horse-drawn 

166 

182 
8 

198 
10 

160 
41 

21% 

Motor. 

4.2% 
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h  norland,  the  figures  published  (26b)  so  far  permit   the  following  t 
to  tee  main  road  thru  Druid  Hill  Park  between  Baltimore  City  and  a  g rowing 
iJetal  fuburban  section,  from  which  all  commercial  trafilc  ia  excluded,  the  traffic 
taenia  1904  and  1918,  with  the  increases  or  decreaaea  in  percentages,  were  aa  (ollowa: 


Units  of  Traffic 


Ridda  hones 

One-hone  vehicle 

Tws-  or  more  horse  vehicle 

Cjdej 

Motors 


Average 

per  Hour 

1904 


84 

10 
2 
1 

47 


Average 

per  Hour 

1918 


1 

0 
6 

81 

94 


Total 

Change  in 

Percent 


Average 
Annual    ' 
Change  in 
Percent 


-  80 

-  100 
+  200 
+8000 

+  100 


-  9 

-  11 
+  22 

+889 

+    11 


On  Cbarics  SU,  which 
ndtatjal  suburbs,  the 


is  the  main  highway  out  of  Baltimore  City  to  the  northern 
figures  in  1906  and  1914  were  aa  follows: 


Units  of  Traffic 

Average 

per  Hour 

1906 

Average 

per  Hour 

1914 

Total 
Increase 
Percent 

Average 
Annual 
Increase 
Percent 

0.»4ane  vehicles 

14 
4 
0 
4 

22 

18 

8 

1 

268 

296 

28 
100 

•   •  •   • 

7450 
1240 

-SB 

«  •  •  • 

981 

Two-bone  vehicles 

M^on 

155 

Itsb-eJd  probably  be  stated  that  in  the  interval  between  the  ccunts,  the  character  of 
thf  avfsee  of  the  street  had  been  changed  from  that  cf  an  eld  stone  turnpike  to  a 
modem  bituminous  concrete;  that  the  roadway  had  been  widened  from  40  to  56  ft, 
«a4  that  a  considerable  development  of  the  adjacent  property  and  that  to  which  the 
Jvaiaas  tributary,  had  taken  place.  On  Park  Heights  Ave.,  the  main  road  leading 
from  Baltimore  City  out  thru  the  suburbs  and  into  the  farming  cistrict,  the  counta  in 
1918  sod  1913  were  as  follows: 


tints  of 

Mary- 
land 
Factor 

1910 

1913            , 

i 

Percent 

of  Total 

No. 

Increase 

in 
Moment 

Traffic 

No. 

Moment 

No. 

Moment 

I-hojse  vehicle. . . . 
Watte  vehicle 
Mwrie  vehicle 
fhotas  vehicle. .  . 
at •*  than  4-horae 

uuLjjI_ 

2 

4 
6 
8 

12 

6 
8 
0 
0 

0 

12 
12 

•  •  ■ 

•  *   • 

•  •   • 

24 

6 
1 
0 

0 

48 

24 

6 

■   •   •    • 

800 
100 
100 

a    •    •    • 

800 
100 

•  •  •  ■ 
■  »  •  • 

•  •  •  * 

Totals 

9 

24 

31 

78 

244.4 

226 

vaauioais 
|cr  5-ssat  ears.... 
|qr7-seat  ears. . . . 
Prays...    

2 

10 
20 
40 
20 

1 
1 
6 
3 

1 

2 

10 

120 

120 

20 

8 

18 

118 

67 

10 

16 

180 

2360 

2680 

200 

700 
1700 
1866.6 
2133.3 

900 

700 
1700 
1866.6 
2133.3 

900 

{      Totals 

12 

272 

221 

5436 

1741.67 

1898.5 

■  Massachusetts: 


»,  where  the  roads  have  been  in  an  improved  condition  for  y«*™» 
the  factor  entering  into  the  increase  of  traffic  and  connected  wttn  tne 
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development  of  property  may  not  be  so  influential  aa  in  Maryland,  the  figures  relati 
to  the  change  of  traffic  are  as  follows: 


Character 

of 

Traffic 


Motors 
Runabouts. . 
Touring  cars. 
Trucks 


Total  motors 

Horse-drawn  vehicles 

1 -horse,  light 

2-horse,  heavy. . . 
2-  or  more  horses, 

light 

2-  or  more  horses, 

heavy 


Total  horse-drawn 
Totals  of  all  kinds. 


1909  Census,  288 
Stations 


4  968. 
17  960. 


22  909.0 

17  088.0 
11762.6 

1  006.0 

6  205.5 


36  007.0 


20.8 
75.3 


96.1 

71.5 
49.3 

4.2 

26.0 


151.0 


247.1 


8.5 
30.5 


39.0 

29.0 
20.0 

2.0 

10.0 


61.0 


1912  Census,  156 
Stations 


W  P  * 

>2Q 


5  819.0 

27  178.6 

1800.0 


34  797.5 

8  380.0 
7  458.0 

556.0 

3  870.5 


20  264.5 


87.2 

178.6 

11.5 


222.2 

53.5 

47.6 

3.6 
24.7 


129.4 


851.6 


U 

8  « 
6  * 


ii 

49 
3 


68 

15 
14 

1 

7 


37 


+  79 
+180 


+181 

-  26 

-  3 

-  14 

-  5 


+2 


-  14 


+  42       +1 


Increases  in  Severity  of  Traffic  Other  Than  in  Numbers  of  Vehicles 
apparent  from  the  records.     On  improved  highways  larger  and  heavier  1cm 
also  are  carried  at  greater  speeds.     Loads  previously  dragged  laboriously 
a  slow  walk,  progress  frequently  at  a  trot  over  the  smoother  Burfacings  i 
the  speed  of  motor  vehicles  becomes  perhaps  considerably  increased. 

The  Larger  Size  and  Weight  of  Loaded  Vehicles  using  improved  highw 
has  often  been  noted  and  in  many  cases  the  new  proposition  to  place  a  m 
imum  limit  on  the  weight  of  such  traffic  has  appeared.  The  existence 
probabilities  of  such  restrictions,  either  direct  from  specific  laws  or  o; 
nances  or  indirect  as  thru  license  laws  tending  effectually  to  restrict  excess 
loads  must  be  investigated  and  considered  before  decisions  concert 
highway  problems  can  be  properly  made  in  many  cases. 

The  Average  Speed  of  Traffic  generally  seems  to  have  considers, 
increased.  If,  for  instance,  an  estimated  average  speed  per  hour  be  asaig 
to  each  of  the  units  in  a  census  category  and  their  product  be  divided  t>y 
total  number  of  all  the  units,  an  average  speed  per  hour  for  the  total  in 
may  be  obtained  and  compared  with  another  average  obtained  in  a  sltjq 
way  from  a  census  at  another  date. 

In  the  case  of  the  Charles  Street  census  given  above,  by  assigning  average  ap 
per  hour  as  follows: 


1-horse  vehicle 8  miles  per  hr 

2-horse  vehicle 4  miles  per  hr 

More  than  2-horse  vehicle    2  miles  per  hr 
Motor  cycles 40  miles  per  hr 


Runabouts 15  miles  p« 

4  or  5  seat  cars. 20  miles  jm 

6  or  7  seat  cars. 20  miles  p< 

Drays. 10  miles  p< 


to  the  units  of  the  1906  census,  an  average  speed  per  hour  for  the  whole  traffic  is  f  < 
to  be  8.7  miles.     From  the  1914  figures,  it  is  found  to  be  17.4  miles  or  an  in< 
100%.    In  the  case  of  Park  Heights  Avenue,  the  average  speed  per  hour  of  tin 
traffic  is  found  to  be  in  1910,  13.2  miles,  and  in  1913,  19.6  miles  per  hr,  an 


33.3%.    In  the  case  of  the  Druid  Hill  Park  Road,  the  figures  are:   average  sp 
hour  in  1904,  7.4  miles;  in  1913,  11.7  miles;  increase  44.6%. 
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in  Combined  Effect  of  Weight  end  Speed  is  illustrated  by 
of  the  total  figures  in  the  traffic  census  table  on  Park  Heights 
It  will  be  seen  that  the  increase  in  moment  is  nearly  1900%  while 
t»  ncnste  in  numbers  is  not  over  1760%.  The  sub-totals  show  the  hone- 
sin  traffic  to  have  increased  to  a  greater  extent  kin  numbers  than  in  moment  and 
*e»K»2BQn  might  be  that  some  of  the  heavy  loads,  which  in  1910  would  naturally 
to*  been  hauled  by  horses,  have  in  1913  actually  been  transported  by  motors,  thus 
■anting  a  tendency  already  more  or  less  recognized.  In  the  case  of  Park  Heights 
taane,  the  road  had  been  completed  just  previous  to  the  first  traffic  census  in  1910, 
■  that  the  increase  there  shown  is  probably  not  due  particularly  to  any  betterment  of 
u*  roadway  surface,  but  is  more  likely  due  to  the  development  of  the  territory  served 
fcydte  road,  and  to  the  natural  increase  of  traffic,  especially  by  motors,  during  the  period 
ssaed,  in  this  vicinity. 

SELECTION  OF  SURFACOTGS 
17*    Appropriateness  and  Availability  of  Surfacings 

The  Preeer  Selection  of  the  Surfacing  for  a  Roadway  is  of  the  greatest 
npnrtanee.  See  Sect.  24,  (26c),  (26i)  and  (26k).  In  the  preliminary 
cctsiderations,  tentative  selections  of  the  road  crust  or  pavement  to  be 
twit  from  the  list  of  those  available  must  be  made  before  many  of  the  other 
faaib  can  be  determine^  or  contemporaneously  with  such  decisions. 
Ai  has  been  stated  by  one  or  more  prominent  highway  authorities,  it  is 
probably  true  that  more  mistakes  have  been  made  and  more  money  wasted 
by  the  mistaken  efforts  to  construct  permanent  roadway  surfaces  at  high 
fat  cast  than  would  have  been  the  case  had  the  selection  of  construction 
natmth  and  methods  been  more  widely  made  with  reference  to  the  use 
of  cheaper  methods  and  local  materials  and  then  proper  maintenance 
awstded  the  results  from  these.  The  permanent  road  crust  is  a  will  o'  the 
**p  sod  the  importance  of  proper  maintenance  is  daily  becoming  more 
undated.  Hence  a  reaction  has  set  in  from  the  one-time  demand  for 
tap  rock  at  any  cost  for  use  in  broken  stone  macadam  and  the  utilization 
°f  the  local  supplies  of  perhaps  less  tough  stone  has  taken  place  with  an 
sdrutage  in  the  expense  in  the  long  run.  The  use  of  inferior  stone  in 
tap  bottom  course  of  a  road  crust  and  the  restriction  of  the  use  of  more 
Bpe&aVe  stone  is  now  a  common  practice.  Developments  in  the  use  of 
Pi**!  and  recognition  of  its  value  in  many  cases  when  properly  used  has 
•Herially  reduced  the  first  cost  of  road  improvement  in  many  instances. 
The  development  of  the  use  of  bituminous  materials  in  highway  work  has 
»«•*  much  to  bring  about  a  great  variety  of  road  crusts  and  a  consequent 
■Rater  freedom  for  the  selection  of  that  crust  most  suitable  in  any  par- 
tinuar  case.  Coincidentally  the  problem  of  making  the  proper  selection  in 
**7  ease  is  rendered  more  complicated  and  the  necessities  for  this  proper 
•dertion  are  increasing  with  the  general  growing  demands  for  efficiency. 
If  the  location,  crust,  drainage  structures  and  other  such  items  have  been  es- 
tablished as  well  as  possible,  and  with  what  may  be  called  permanent  results, 
tea  conditions  permitting,  the  maximum  attempt  may  be  made  to  secure 
J**ttnence  in  the  selection  and  construction  of  the  road  crust  or  pavement. 
Tfc*  is  especially  desirable  where  the  cost  of  the  latter  is  met  by  borrowed 
!*■*.  On  the  other  hand,  it  may  be  extremely  inappropriate  to  place  a 
"•■dway  surface  with  an  expected  long  life  and  at  a  high  first  cost  over 
a  temporary  grade  or  location,  even  tho  the  expenses  for  the  pavement  were 
10  k  met  from  the  annual  revenues  of  the  locality.  It  is  sometimes  con- 
tended that  all  surfacing  should  be  paid  for  out  of  the  annual  reve 
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and  never  from  borrowed  funds,  and  there  is  a  certain  amount  of  just 
oation  to  this  argument.    See  (261). 

Standards  for  Road  Crusts  and  Pavements  as  well  as  for  other  high* 
details  are  issued  by  many  highway  authorities. 

As  editorially  stated  in  Engineering  and  Contracting  (29a):  "It  is  perhaps  so 
what  unfortunate  that  the  word  standards  should  have  been  chosen  to  designate  tl 
plans.  Strictly  interpreted,  the  meaning  would  indicate  that  the  standard  dei 
was  the  best  design.  This  is  by  no  means  the  case,  nor  is  it  intended  to  mean  t 
Standards  are  merely  recommended  designs  which  are  to  be  adhered  to  unless  coi 
tions  indicate  that  a  variation  in]  the  design  would  meet  them  better.  *  *  *  And 
these  standards  are  accepted  as  criterions  by  many  engineers.  *  *  *  As  a  rule,  they 
designs  prepared  by  engineers  of  wide  experience  and  of  prominence  in  their  profea 
and  they  represent  the  crystallization  of  ideas  tempered  by  mature  judgment 
years  of  observation.  A  young  engineer  and  an  old  engineer,  inexperienced  in  the  c 
of  work  to  which  they  refer,  may  compare  and  study  them  with  profit  *  *  *  Then 
however,  a  grave  danger  attendant  on  the  use  of  standards  of  any  kind  and  the  tc 
tation  is  to  neglect  the  detailed  study  of  local  conditions  and  use  a  standard  struct 
This  often  results  not  only  in  an  unwarranted  increase  in  the  cost  of  a  suitable  struct 
but  may  result  in  a  type  of  construction  which  fits  but  poorly  the  location  where  in 
See  also  (8). 

^Esthetics  and  Local  Environments  will  affect  the  selection  of  the  t 
facing  or  the  tentative  selections  to  be  made.  It  is  perhaps  seldom  t 
proper  consideration  has  been  given  in  the  United  States  to  the  questi 
of  appearances  in  this  matter,  especially  ofi  the  public  highways. 
Europe,  however,  there  are  many  striking  examples  of  consideration 
aesthetics  in  connection  with  the  determination  of  many  matters  connec 
with  highway  work,  including  the  matter  of  the  selection  of  the  surfaci 
For  instance,  at  Monte  Carlo,  the  selection  of  the  materials  and  meth 
for  constructing  the  road  was  finally  decided  by  the  demand  that  the  cm 
of  the  finished  roadways  should  harmonise  with  the  architectural  and  nati 
surroundings.  In  some  cases  in  the  United  States,  the  final  selection 
a  light  colored  material,  such  as  shells  or  white  limestone  for  the  road  en 
has  been  brought  about  by  the  demand  for  the  most  suitable  road  crust  t 
would  reasonably  withstand  the  traffic  conditions  and,  at  the  same  ti 
furnish  a  readily  visible  roadway  thru  heavily  shaded  stretches,  especi 
where  no  provisions  could  be  made  for  artificially  illuminating  the  roadi 
at  night.  The  choice  between  different  colored  bricks,  or  between  a  bi 
pavement  and  a  bituminous  pavement,  has  occasionally  been  finally  m 
on  the  color  basis.  The  selection  of  the  type  of  a  wearing  surface  ma> 
decided  in  some  cases  by  the  value  of  the  adjacent  property  or  the  ass 
ment  thereon. 

Purely  Local  Conditions  proceeding  from  the  use  or  development  of 
abutting  property  may  affect  the  selection  of  the  surfacing.  The  pi 
imity  of  a  hospital  or  of  a  court  room  or  other  public  utility,  may  demand 
quality  of  noiselessness  in  a  pavement  with  such  force  as  to  offset  mi 
if  not  all,  of  the  reasons  for  the  selection  of  a  different  character  of  pavem 
but  one  in  which  the  characteristic  of  noiselessness  is  far  less  pronoun* 
Under  some  conditions,  all  the  arguments  for  the  selection  of  a  ceri 
character  of  road  crust  to  meet  the  other  local  conditions  properly  h 
been  set  aside  by  the  demand  from  abutting  fruit  growers  for  a  road  c: 
less  dusty  in  character  because  of  the  serious  injury  which  would  be  cai 
the  fruit  by  the  construction  of  the  more  dusty,  even  the  less  expert 
road  crust.  The  general  character  of  the  use  of  the  abutting  prop* 
will  affect  the  selection  to  some  extent  when  other  conditions  permit  a  ch 
from   several   surfacings  otherwise   suitable.     In  residential  sections. 
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♦bjections  to  the  carrying  on  the  feet  of  bituminous  material  into  the  build- 
np  are  generally  far  more  noticeable  than  ia  the  case  in  commercial  dis- 
Wi.  In  retail  districts,  where  frequent  and  irregular  crossings  of  the 
**ts  by  foot  passengers,  many  of  whom  wear  small  shoes  having  thin 
m  aad  high  heels,  is  most  prevalent,  the  demands  for  a  pavement  that 
^everywhere  afford  a  suitable  footway,  are  much  stronger  than  in  whole- 
*k  districts,  where  special  provisions  for  crossing  at  the  intersections 
vulsiffioe. 

Ike  Character  of  Labor  Available  for  the  construction  of  the  surfacing 
air  affect  the  selection.  For  satisfactory  results,  some  pavements  re- 
ave wpecidly  trained  and  experienced  laborers  in  the  work,  and  if  these 
■*  fiot  available,  the  choice  of  such  a  pavement  may  be  inadvisable,  altho 
•tkrwise  the  selection  would  be  most  satisfactory.  This  frequently  used 
to  be  the  case  in  many  instances  with  sheet-asphalt  pavements,  altho  the 
Prtfi  in  the  general  use  of  this  pavement  has  resulted  in  greatly  increasing 
n»  number  and  distribution  of  men  competent  for  meeting  the  require- 
■fct*.  At  present  it  is  particularly  the  case  with  the  small  stone  block 
puanent  known  as  Kleinpflaster  or  Durax  which  for  success  requires  to  be 
a*  skillfully  laid. 

Tie  Construction  Season  may  affect  the  selection  of  the  surfacing.  In 
ti*  fast  place,  an  element  of  risk  for  the  contractors  comes  from  the  dif- 
■c&hy  of  determining  with  any  degree  of  accuracy  the  effect  of  weather 
*n»htions  on  lost  time,  and  consequently  this  consideration  affects  materi- 
■jfr  the  price  to  be  named  for  the  work.  Even  when  the  probable  cost 
ta  been  determined  for  a  variety  of  suitable  surfacings,  the  tentative 
<*  final  selections  will  be  affected  by  the  possibilities  or  probabilities,  under 
tW  climatic  conditions  known  to  prevail  in  a  locality,  for  satisfactory  con- 
JJnKtioo  within  the  time  limits  imposed.  The  proper  construction  of  a  water- 
tand  macadam  road  crust  requires  a  subgrade  sufficiently  dry  and  firm  to 
pwnit  of  thoro  compaction  by  the  roller  and  such  freedom  from  extremely 
lov  temperature  conditions  as  will  permit  the  use  of  water  in  binding  the 
^^adam  without  the  freezing  of  the  wet  or  moist  material.  These  conditions 
f*not  be  met  successfully  during  long,  continuous  rainy  periods,  nor  dur- 
Uf  certain  months  of  the  year  in  northern  climates.  The  use  of  bituminous 
£■**"»!§  requires  air  temperatures  above  a  minimum  in  each  case,  and  free- 
™  from  an  excessive  moisture.  In  some  localities,  the  desirable  conditions 
■ay  he  difficult  to  obtain.  The  successful  use  of  cement  requires  freedom 
fa*>  freezing  conditions,  and  the  presence  of  at  least  a  minimum  amount 
°f  BMBtore  in  one  form  or  another. 

The  Plant  Equipment  available  for  both  construction  and  maintenance 
•V  affect  the  selection*  In  the  efforts  for  efficiency  and  economy  has  come 
*  Ponderable  increase  in  the  use  of  machinery  for  highway  work  and  the 
inOability  of  such  machinery,  or  the  adaptability  of  the  plant  required  for 
r*i  construction  to  other  purposes  after  the  construction  shall  have  been 
^Pwted,  will  affect  the  probable  cost  and  thus  the  selection  to  some  extent. 
*****  the  availability  of  the  machinery  necessary  for  the  maintenance  of  a 
particular  form  of  construction  and  the  expense  incidental  to  the  provision 
^y*1  machinery,  its  operation,  up-keep,  depreciation  and  other  unavoid- 
f  u  *88  ftonn*cted  therewith,  will  materially  affect  the  probable  cost 
•«»  necessary  repairs  to  such  a  surfacing  and  thus  the  question  of  this 
Jr^1"00-  It  would  be  inadvisable  to  make  a  selection  of  a  surfacing  even 
j*««Do«Dical  in  first  cost,  if  because  of  the  lack  of  the  necessary  machinery 
"*»*■  repair,  or  because  of  the  high  cost  of  repairs  thru  the  proper  provi- 
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sion  of  such  machinery,  idle  or  unavailable  for  considerable  periods,  tl 
resulting  maintenance  would  be  extremely  expensive  or  would  not  be  coi 
tinuous  and  efficient,  but  would  be  neglected  and  needed  repairs  allowed  t 
go  unmade  for  a  considerable  period. 

The  Presence  of  Street  Railway  Tracks  within  the  limits  of  the  surf acix 
may  affect  the  selection,  depending  considerably  in  any  case  upon  the  charsv 
ter  of  the  street  railway  construction.  It  is  frequently  considered  advisable  i 
provide  a  block  pavement  of  some  sort  over  the  area  occupied  by  the  track 
including  the  space  between  double  tracks  and  for  a  limited  distance  beyon 
each  outside  rail,  generally  extending  about  to  the  opposite  ends  of  the  tie 
because  of  the  greater  difficulties  of  maintaining  satisfactorily  a  sheet  pav< 
ment  within  this  area.  If  the  railway  construction  is  of  a  light  or  Aims 
character  and  consists  of  light  weight  rails,  spiked  to  wooden  ties,  the  latt* 
being  tamped  with  the  natural  earth  found  along  the  line,  and  the  neoessai 
lining  up  and  surfacing  of  the  tracks  is  more  or  less  constantly  going  01 
it  will  be  folly  to  select  an  expensive  surfacing  for  the  roadway  area,  an 
one  which,  under  other  conditions,  might  be  expected  to  have  considerate 
permanence  of  character.  Even  where  the  track  construction  seems  c 
a  fairly  good  character  and  the  disturbance  of  the  roadway  surfacing  in  th 
railway  area  is  less  frequent,  it  may  be  that  the  development  of  the  traffi 
over  the  railway  is  rapidly  bringing  about  the  use  of  much  heavier  rollin 
stock,  and  the  replacement  of  the  track  construction  in  a  heavier  an 
stronger  form  is  only  a  matter  of  a  relatively  short  period,  or  the  frequenc 
of  repairs  may  considerably  increase.  In  this  case,  too  much  permanenc 
should  not  be  sought  in  the  selection  for  the  railway  area  because  of  th 
desirability  of  avoiding  ultimately  unnecessary  expense.  In  cases  wher 
the  railway  track  construction  is  of  the  highest  character,  such  as  heav 
grooved  rails,  bolted  to  steel  or  creosoted  ties  with  a  sufficient  concret 
foundation  under  the  latter,  it  is  permissible  to  go  to  considerable  expena 
in  the  selection  and  construction  of  surfacing  for  the  railway  area  in  orde 
that  the  greatest  efficiency  of  the  entire  roadway  may  be  had.  Even  i 
these  cases,  the  paving  of  the  railway  area  with  blocks  is  often  preferabl 
to  the  laying  of  a  sheet-asphalt  over  it,  because  of  the  unavoidable  necesait: 
of  at  least  occasionally  making  openings  into  the  area  for  railway  purpose* 
and  because  of  the  general  greater  satisfaction  with  which  such  opening 
can  be  made  and  repaired  in  block  pavements.     See  (58f). 

The  Kind  and  Amount  of  Traffic  to  be  expected  on  the  roadway  wi] 
largely,  affect  the  selection  of  the  surfacing  (see  Art.  15)  and  the  inheres 
characteristic  of  the  various  kinds  of  surfacings,  as  developed  by  the  traffi 
over  them,  must  be  considered  in  even  the  tentative  selection  of  a  roai 
crust  or  pavement.  For  instance,  the  resonance  and  sound-reflectin 
power  of  cement-grouted  brick  pavements  under  certain  traffic  condition 
may  forbid  their  selection  in  some  cases.  For  further  discussion  on  thes 
points,  see  Sect.  20  and  (26d). 

Provision  for  the  Maintenance  of  Pavements  in  Railway  Areas  should 
be  considered  in  this  connection  (see  Sect.  23).  Generally  the  maintenanc 
of  the  surfacing  in  such  areas  is  saddled  on  the  railway  authorities,  bu 
even  where  provision  is  properly  made  that  such  maintenance  shall  fee  unde 
the  supervision  and  to  the  satisfaction  of  highway  authorities,  the  difficultie 
of  securing  the  same  kind  of  results  for  the  maintenance  of  the  railway  are 
as  are  secured  for  the  maintenance  of  the  roadway  outside  the  railway  arei 
are  almost  always  insurmountable.  Accepting  as  an  axiom  that  all  part 
'  +he  roadway  space  should  present  to  traffic  a  surface  equally  inviting 
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proper  consideration  should  be  given  to  the  different  kinds  of  surfacin£8 
s^ubUe-for  both  the  railway  area  and  for  the  balance  of  the  roadway  area 
*  that  this  result  may  be  secured,  and  to  the  probabilities,  as  well  as  the 
{nubilities,  for  maintaining  the  surfacing  in  both  areas  so  that  uniformity 
<A  invitation  to  traffic  for  the  entire  railway  area  may  be  continuous.  See 
•so  Art.  17  and  Sects.  20  and  23. 

The  Scientific  Selection  of  Road  Crusts  and  Pavements  is  not  yet  pro- 
vided for  by  any  method  supported  by  general  agreement,  even  for  any 
Particular  case.  A  brief  statement  here  would  be  that  an  assumption  is 
made  that  the  suitability  of  a  road  crust  or  pavement  may  be  divided  into 
certain  factors  and  that  by  assigning  in  any  particular  case  relative  values  to 
each  of  these  factors  for  the  different  crusts,  a  comparison  of  the  totals  so 
ueignfld  will  give  a  good  indication  of  the  comparative  suitability  for  all 
d  the  road  crusts  considered.  The  following  factors  may  be  considered: 
fin*  cost,  maintenance,  cost  durability,  ease  of  maintenance  cleanliness, 
W  tractive  resistance,  non-slipperineas,  sanitariness,  noiselessness,  accepta- 
&ity  and  favorableness.  Tables  of  values  assigned  to  these  factors  for 
different  conditions  are  included  in  Sect.  24.  There  will  be  needed  in  connec- 
tor with  tables  accurate  information,  from  records  uniformly  kept,  as 
to  the  cost  of  maintenance  of  the  various  kinds  of  pavement  as  developed 
■ad  standardised,  as  to  their  behavior  as  to  the  other  items  or  components 
of  the  tables  under  stated  conditions  of  travel,  so  that  values  can  be  prop- 
«fy  assigned,  with  as  little  guessing  as  practicable,  to  such  components, 
f<*  *  comparison  of  different  pavements  under  any  particular  travel  which 
»  known  to  be  expected  in  a  specified  case.  Such  records  are  now  being 
•fleeted  and  will  probably  be  available  before  long. 

There  exists  an  intimate  connection  between  traffic  conditions  and  the 
as  to  selection  of  suitability  of  a  road  crust  or  pavement  in  any 
The  importance  of  a  proper  determination  and  consideration  of 
conditions  with  a  determination  of  the  relation  between  traffic  con- 
ifers and  the  factors  listed  above  cannot  be  too  strongly  emphasised. 
Fv  farther  discussion  connected  with  the  selection  of  roadway  surf acings 
«* Sect. 24,  (2),  (3),  (16c),  (18),  (26k),  (35),  (37),  (51),  (65)  and  (72). 

11  Maintenance  Conditions  as  Affecting  the  Selection  of  Surfacings 

Maintenance  Provisions  Existing  or  Probable  will  affect  the  decisions  as 
to  many  points  in  connection  with  the  construction  or  improvement  of 
Nhvaye,  as  has  been  before  mentioned,  but  they  particularly  affect 
tk  selection  of  the  surfacing.  See  (26e),  (26f)  and  (52).  For  in- 
tance,  if  ditches,  culverts,  or  other  waterways  provided,  are  to  be  allowed 
to  accumulate,  for  a  considerable  period,  obstructing  matter  inevitably 
°*Dm*  to  them,  the  net  capacity  necessary  to  prevent  washouts  and  to 
wwroe  their  efficiency  will  have  to  be  secured  by  providing  a  greater  gross 
^■Pfceity  than  would  be  the  case  were  obstructions  frequently  and  regularly 
"•wved.  This  often  happens  to  be  the  case  where  road  improvement  is 
P*fe  by  one  authority,  such  as  the  state,  and  then  maintenance  of  the 
^W^d  roads  rests  upon  the  local  authorities,  such  as  the  county  or  town, 
**)  ■  difficult  of  prompt  enforcement  by  the  state  authorities.  Again,  if  an 
*,*rtt!iral  territory,  adjacent  to  a  town  or  city,  is  by  reason  of  the  im- 
jBTOnient  of  a  road  thru  it  changed  into  a  residential  suburban  district, 
*»  Rnvoff  of  storm  water  to  and  thru  the  waterways  of  the  road  will  pr'1 
"F  fe  hastened,  and  in  case  of  considerable  building  on  what  was  fon 
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farm  land,  the  waterways  which  would  have  been  sufficient  under  the  earli 
conditions  will  be  found  inadequate  under  the  subsequent  ones.  If  pr 
visions  exist,  or  are  likely  to  exist  when  an  improvement  shall  have  be< 
completed,  for  regularly  and  properly  cleaning  the  street  surface,  a  differ© 
form  of  construction  may  be  justified  from  that  proper  in  a  case  whe 
no  such  facilities  are  to  be  provided.  For  instance,  the  relative  dustine 
or  slipperiness  of  unclean  brick  pavements  or  sheet-asphalt  is  considerab 
different,  and  this  fact  may  prove  a  deciding  element  in  the  ee lectio 
Some  road  crusts  will  suffer  much  more  severely  than  will  others  from  tl 
continued  presence  of  snow  and  slush  over  them,  and  the  probabiliti 
for  the  prompt  removal  of  such  destructive  agencies  should  be  observe 
Some  pavements,  such  as  sheet-asphalt,  require  special  apparatus  for  proper 
repairing  and  cleaning  them,  and  it  may  be  that  the  lack  of  such  apparat 
and  machinery  and  the  improbability  of  its  being  provided  will  determi 
against  the  use  of  such  pavement  in  many  cases  and  for  the  substitute 
of  some  alternative  pavement.  Some  surfacings  require  more  prom 
attention  to  repairs  than  do  others  if  economy  and  satisfaction  are  to 
had  from  their  use.  The  neglect  to  repair  promptly  minor  defects  in 
bituminous  road  crust  may  result  in  much  more  rapid  deterioration  of  co 
siderable  areas  of  the  crust  than  in  the  case  of  a  gravel  roadway  or  of  a  bri 
pavement.  If  the  patrol  system  of  maintenance  prevails,  or  is  like 
to  prevail,  on  the  newjoad,  it  may  be  assumed  that  repairs  will  be  prompt 
and  efficiently  made.  If,  on  the  other  hand,  what  is  known  as  the  gai 
system  of  maintenance  must  be  depended  upon  for  repairs,  it  may 
probable  that  considerable  periods  will  elapse  between  visits  of  the  rep? 
•gang,  and  that  in  the  time  between  these  visits  minor  defects  will  ha 
the  opportunity  to  become  of  the  greatest  concern,  especially  if  the  ch* 
acter  of  the  surfacing  selected  is  such  that  it  demands  peculiarly  prom 
attention  to  minor  repairs. 

Traffic  Diversion,  or  the  possibilities  thereof,  during  construction  ai 
repair  operations  of  the  highway  should  be  considered  particularly 
considering  the  question  of  the  selection  of  surfacing,  because  of  the  h 
probability  of  construction  or  extensively  repairing  certain  surfacings 
the  presence  of  traffic.  Some  surfacings,  such  as  macadam,  can  be  bu 
and  repaired  without  closing  the  road  to  the  ordinary  traffic.  Bitumino 
surfaces  may  be  under  ordinary  conditions,  but,  on  the  other  hand,  it  m 
be  necessary  to  close  the  road  to  traffic  or  to  divert  the  latter  to  some  extc 
during  certain  stages  of  this  work.  Concrete  foundations  and  pavemei 
usually  require  the  entire  closing  of  the  roadway  to  all  traffic  during  th 
construction,  and  this  is  also  the  case  when  the  construction  has  reach 
the  stage  of  laying  the  wearing  course  of  a  pavement. 

Traffic  Regulations,  or  the  lack  of  control  affecting  the  speed  of  trai 
using  the  surfacing,  will  affect  the  selection  to  some  extent,  and  the  pre 
abilities  in  this  respect  must  be  weighed  when  reaching  decisions  as 
the  character  of  surfacing  to  be  selected  as  well  as  in  deciding  concerni 
the  other  details  of  highway  work  before  mentioned.     See  Art.  2  ai^d  (431 

Under  Some  Existing  Local  Conditions,  a  change  may  be  in  progress  a 
the  direction  and  extent  of  the  changes  may  be  so  indeterminable  that  1 
wiser  course  in  the  selection  of  a  road  crust  or  pavement  necessary  to 
laid  at  any  time  will  be  to  select  the  cheapest  pavement  which  will  reaac 
ably  satisfy  present  conditions,  and  which  can  l>e  most  readily  adapted 
the  new  conditions  as  their  crystallisation  outlines  itself  in  the  futu 
See  (9)  and  (6i; 
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Reasons  lor  High  Cost  of  Maintenance.  Frequently  a  type  of  road 
«wfioe  or  pavement  has  been  condemned  and  declared  out  of  date  because 
tk  maintenance  costs  on  it  in  a  locality  or  state  have  proved  too  high. 
h  many  cases,  it  will  be  found  that  such  a  conclusion,  if  not  absolutely 
i*\irrect  under  all  the  circumstances,  is  at  least  too  broad,  and  that  the 
"ooriuaion  which  should  have  been  reached  is  that  an  improper  selection 
•i  type  had  been  made  for  the  case  or  cases  in  question.  If  an  excessively 
]izh  cost  of  maintenance  for  a  roadway  surfacing  is  established,  the  con- 
tagion should  be  that  one  or  more  factors  are  responsible.  An  equation 
^rearing  the  situation  might  be  stated  as  follows:  Excessively  high  cost 
"f  maintenance  equals  bad  selection  times  poor  construction  times  in- 
HSrient  maintenance.  Consequently,  to  have  a  good  selection  with  a  low 
rat  for  maintenance,  values  will  have  to  be  determined  and  assigned  to 
ti»  construction  and  maintenance  factors  for  the  proper  solution  of  the 
aVjve  equation. 

ESTIMATES  OF  COST  AND  REPORT  FORMS 

19.    Estimates  of  Cost 

Cot  Considerations  are  almost  inevitable  in  connection  with  any  problems 
d  highway  work.  In  an  engineering  prescription  toward  a  result,  if  a 
varirty  of  solutions  is  practicable,  a  comparison  of  their  costs  becomes  nec- 
essary for  a  wise  choice  to  be  made  with  due  consideration  of  all  factors 
iivolved.    See  (26b)  and  (26e). 

A  Proper  Comparison  of  Costs  necessitates  figures  compiled  on  the  same 
<*  cWty  similar  lines  with  sufficient  explanation  of  the  variations  where 
Krh  occur.  So  far  standards  for  reporting  costs  are  lamentably  lacking  and 
•J*  mistake  is  frequently  made  of  comparing  cost  figures  which  are  so  made 
*  m  to  be  worse  than  valueless  for  purposes  of  comparison.  For  instance, 
t*  prire  bid  by  a  contractor  for  performing  a  unit  of  work  which  includes 
vA  only  the  cost  of  labor  and  materials  but  also  rental  and  depreciation 
rf  machinery,  interest  on  invested  funds  and  profit  to  the  contractor, 
a  frequently  compared  with  the  figure  obtained  by  totalling  the  actual 
«Deoditures  for  labor  and  materials  used  by  a  city  department  owning  its 
Bt.'binery  and  without  including  any  allowance  for  the  latter,  for  overhead 
*fe*reest  or  for  profit.  This  ^manifestly  an  unfair  comparison.  Even 
*i*re  allowances  for  machinery  owned  as  above  have  been  included  in 
•woe  instances,  they  have  not  generally  been  figured  at  a  uniform  rate 
*»1  the  comparisons  have  therefore  been  misleading.  As  such  a  large 
[Arpexitage  of  highway  work  is  done  by  contract,  it  is  wise,  in  using  cost 
fore*  in  the  preliminary  construction  affecting  the  decision,  to  make  sure 
that  all  the  items  naturally  included  by  a  bidder  for  the  work  are  covered 
U  'kw  items.-  Such  items  as  overhead  charges  and  profit  so  included  should 
**  "eparately  stated  in  order  that  comparisons  of  the  cost  records  or  esti- 
cuttti  of  probable  cost  can  properly  and  safely  be  made  with  figures  that 
btt'e  been,  or  are  likely  to  be  bid.  When  referring  to  reports  of  costs  by 
otter  parties,  the  investigator  should  keep  clearly  in  mind  the  usual  defi- 
lades in  these  reports  as  above  referred  to.  See  (18),  (26e),  (31),  (41) 
•d(72). 

20.    Report  Forms 

ft*  EftabHshment  of  Regular  Forms  for  reporting  information  on  many 

■f  tke  points  above  mentioned  as  of  importance  in  preliminary  investiga- 

*  t**s  i*  practicable  and  convenient.     By  so  doing,  the  desired  information 
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is  not  forgotten  to  be  secured  and  reported  and  the  facts  are  uniformly  col- 
lected and  stated.  Information  on  some  of  the  points  above  mentioned 
will  necessarily  have  to  be  collected  by  especially  trained  men,  others  per- 
haps than  the  resident  or  division  engineers  frequently  accustomed  to  using 
the  standard  forms,  and  in  these  special  cases,  the  matter  desired  is  so 
peculiar  to  the  case  that  a  regular  form  for  its  collection  and  expression  is 
impracticable  of  design  for  general  use.  Some  of  the  data  usually  collected 
on  these  forms  will  also  be  turned  in  with  the  notes  of  the  surveying  parties, 
but  if  duplication  thus  occurs  to  some  extent,  no  harm  is  done  and  the  benefit 
of  a  check,  or  of  different  views  from  various  parties,  will  be  had.  See  Sect.  6>. 
A  Set  of  Forms  which  have  been  used  successfully  for  a  number  of  years 
in  the  Maryland  highway  department,  and  which  were  adopted  from  an 
earlier  form  of  the  Highway  Comm.  are,  for  purposes  of  illustration,  ap- 
pended. For  a  very  complete  set  'of  forms  for  reporting  pavement  history 
and  traffic,  discussed  before  the  Can.  Soc.  C.  E.,  see  (23).  For  other  re- 
port forms,  see  Sect.  24. 

Maryland  State  Roads  Commission 

Preliminary  Report  of  Engineer  Inspector  on Road. 

(Contract  No. )  in County. 

Road  from to 

Station to  Sta 

Plan,  profile,  and  cross-sections  received ,  19 .  ... 

Road  examined 19 ...  . 

1.  Location  Lines,  discussion  of. 

(If  changes  can  be  made  so  as  to  avoid  unnecessary  land  damages,  Engineer 
Inspectors  are  expected  to  recommend  them.) 

2.  Local  Materials,  suitable  for  construction  purposes. 

(Also  distance  from  nearest  station  on  line.) 

3.  Grade  submitted,  discussion  of,  with  recommendations. 

4.  Street  Railway  Tracks. 

(Engineer  Inspector  will  state  whether,  the  present  alignment  and  grade  are 
satisfactory,  and,  if  not,  what  changes  are  necessary.) 


6.  Local  Information. 

Rate  per  day  2-horse  teams  and  drivers. 

Rate  per  day  labor 

Distance  from  nearest  railroad  siding. . . 

Distance  from  neatest  wharf 

Depth  of  water  at  wharf 

Character  of  road  to  haul  over 


6.  Road-Bed,  present  character  of,  station  to  station. 


7.  Macadam  Sections,  discussion  of. 

(Engineer  Inspectors  are  expected  to  recommend  the  width  and  thickness  of 
macadam,  which  will  be  the  most  economical  and  satisfactory  in  each  case. 
It  is  not  necessary  that  the  same  section  shall  be  adopted  thruout  the  entire 
length  of  the  road.  When  a  change  in  section  will  result  in  a  saving  of  atone,  by 
taking  advantage  of  existing  conditions,  such  a  change  should  be  recommended.) 

8.  Borrow,  material  in  suitable  form,  location  and  quality  of,  and  average  haul  from 

line. 
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S.  Ccuvawns,  Bksdqbs  and  Catch-Basins. 

(AD  structures  with  a  span  greater  than  6  feet  will  be  classed  as  bridges. 
Inspectors  will  give  such  information  as  they  can  secure  concerning 
areas.    When  it  appears  to  be  necessary  to  obtain  easements  for  the 
of  culverts  on  private  land,  mention  should  be  made  of  the  matter 
this  heading-    Also  give  estimated  depths  for  Bridge  Foundations.) 


». 

CnxbjbbvDbaimb,  recommendations  concerning. 

1L 

V-Dbadsb,  rscotn 

Emendations  concerning. 

XZ. 

Tnssss,  value  of. 

for  shade. 

VL  sfATSSUALS  to  bb  Usbjd  in  Constbuction,  not  otherwise  enumerated. 


14.  PkEB  recommended  for  use  in  the  preparation  of  estimates  and  contracts: 

Excavation  or  embankment  of  all 

descriptions,  excepting  ledge.  . .  $ per  cu  yd 

Excavation,  borrow $ per  cu  yd 

Gravel $ per  cu  yd 

Broken  stone  on  ears. $ per  ton 

at  crasher. $ per  ton 

$ per  bushel 


(la  all  esses  show  stations  between  which  recommendations  apply.) 
12. 
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FIELD  AND  OFFICE  INSTRUMENTS 
1.    Surveying  Instruments 

Metallic  Tapes  are  made  in  lengths  from  25  to  100  ft  and  usually  are 
graduated  to  feet  and  tenths.     They  are  made  of  cloth  in  which  is  inter- 
wire.    These  tapes  should  be  used  for  rough  measure- 

103 
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ments  only  as  they  are  easily  affected  by  the  weather.     They  are  muc 
more  reliable,  however,  than  cloth  tapes  which  should  never  be  used. 

Steel  Tapes  may  be  obtained  in  almost  any  length  desired  up  to  500  fl 
The  common  lengths  used  for  surveying  are  50  and  100  ft.  Tapes  ovt 
100  ft  long  are  rarely  used  except  for  base  line  work.  The  50  and  100-4 
tapes  are  usually  graduated  to  feet  and  hundredths  continuously  thruoq 
their  length.  Sometimes,  however,  the  100-ft  tapes  are  only  graduated  t 
feet  except  the  first  and  last  foot  which  are  graduated  to  hundredth 
The  continuous  graduations  are  much  more  convenient  and  there  is  lei 
liability  of  error  in  reading  the  tape.  Base  line  tapes  usually  only  ha? 
two  graduation  marks,  the  initial  and  the  final. 

Where  great  accuracy  in  measurements  is  required,  steel  tapes  should  be  standardize 
by  comparing  them  with  some  known  standard  of  length.  The  standard  length  ' 
tape  is  thus  established  and  its  exact  length  can  be  figured  for  conditions  other  thj 
those  for  which  it  is  standard.  Tapes  are  standardized  by  the  U.  S.  Bur.  Standards  i 
Washington  for  a  small  sum. 

Spring  Balances  are  used  to  obtain  a  definite  pull  on  the  tape  where  an  accural 
greater  than  1  in  10  000  is  required.  Any  form  of  hook  balance  is  adaptable  for  tl 
work  provided  it  registers  correctly,  altho  there  are  some  forms  made  especially  f 
this  purpose. 

Thermometers  are  attached  to  the  tape  where  it  is  necessary  to  record  its  tempt 
ature.     Special  thermometers  are  made  for  this  purpose. 

Sight  Rods  or  Range  Poles  are  made  of  steel,  iron  pipe,  or  wood  wi1 
an  iron  point,  generally  in  lengths  of  6  to  8  ft.  They  are  usually  pain  U 
with  alternate  strips  of  red  and  white  so  as  to  be  easily  distinguished  again 
light  and  dark  backgrounds. 

Plumb  Bobs  are  made  in  various  shapes  of  solid  brass  or  of  hollow  stc 
filled  with  mercury.  They  weigh  from  6  to  70  02.  The  lighter  weighl 
6  to  16  oz,  are  used  for  plumbing  with  the  tape  or  for  centering  the  instr 
ments  over  points..  The  heavier  bobs  are  used  only  in  triangulation  woi 
Compass.  The  compass  consists  of  a  graduated  circular  box  6  (see  Fig.  ] 
in  the  center  of  which  is  a  magnetic  needle  supported  on  a  pivot.     The  neec 

is  provided  with  an  attachment  by  mea 
of  which  it  may  be  lifted  off  the  pivt 
A  sight  standard  s  is  fixed  at  each  ei 
of  the  plate  which  holds  the  gradual 
circle  so  that  the  line  of  sight  con 
sponds  with  the  north  and  south  line 
the  circle.  The  compass  is  leveled  1 
means  of  the  two  plate  levels  a  and  t 
ball  bearing  joint  j  which  is  attached 
either  a  Jacob  staff  or  a  tripod.  Soi 
Surveyor's  Compass  instruments  are  provided   with   a  sm 

declination  arc  and  vernier  on  the  pb 
by  means  of  which  the  declination  can  be  turned  off  and  the  true  bearir 
of  the  line  read  rather  than  the  magnetic  bearings.  The  box  is  gradual 
from  the  north  and  south  points  in  each  direction  90°. 

Engineer's  Transit.  One  form  of  engineer's  transit  is  shown  in  Fig. 
It  consists  of  a  telescope,  with  attached  level,  mounted  on  an  axis  wbi 
is  supported  by  two  standards  fixed  to  the  horizontal  circle.  A  gradua.1 
arc  or  full  circle  is  attached  to  the  horizontal  axis  for  reading  vertical  ang] 
The  motion  of  the  horizontal  axis  is  clamped  by  means  of  the  screw  a  a 
small  movements  are  obtained  by  the  tangent  screw  6.  To  the  opiate 
standards  are  fixed  two  levels  I  at  right  angles  to  each  other,  which   * 
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need  in  setting  up  the  transit.     The  plate  is  composed  of  two  circular 
jJa'es.  one  set  over  the  other.     The  standards  are  attached  to  the  upper 
l-bte.      The  upper  plate  revolves  on   a  vertical  spindle  which  £tn  inside 
of  »  spindle  supporting  the  lower  plate.     One  plate  is  graduated  into  degrees 
sod  fractions  of  a  decree  while  two  verniers  >  are  fixed 
«i  opposite  sides  of  the  plato  carrying  the  standards.   I 
The  motion  of  the  upper  plate  is  controlled  by  the 
damp  screw  d,  and  the  tangent  screw  c.     The  motion 
uf  (he  lower  plate  is  controlled  by  the  clamp  screw  / 
and  the  tangent  screw   g.     The   four    screws   m   arc 
leveling  screws  by  means  of  which  the  instrument  is 
r-icted.     The  milled  head  A  forms  the  base  which  is 
threaded  inside  to  screw  onto  a  corresponding  piece 
composing  the  head  of  the  tripod.     A  small  chain  n 
for  holding  the  plumb  bob   is    suspended    from  the 
Uttom  of  the  vertical  axis  and  extends  down  thru 
tar  top  of  the  tripod.     Tho  screw  o  on  the  telescope 
hoses  the  objective  lens  on  the  object.     The  capstan 
headed  mitwb  r  bold  the  cross-hair  ring  while  i  is 
the  eyepiece  end  of  the  telescope.    The  eyepiece  is         Fig.  2.    Transit 
either  erecting  or  inverting.    A  compass  is  fixed  to 

the  plate  between  the  standards.     The  cross-hair  ring  is  usually  provided 
viih  one  vertical  wire  and  three  horizontal  wires.     The  two  horizontal  wires, 
one  on  each  aide  of  the  middle  horizontal  wire,  are  the  stadia  wires. 
A  GraaUcntar  Screw  ia  a  screw  with 

—.mi       The  head  la  divided  into  50  pi 
•w  a  scale  graduated  k     " 

saat  at  tte  horizontal  win  oi  0.01  ft  at  a  distance  100  ft  away  from  the  instrument, 
a  i  —stall  s  revolution  of  the  head  would  mean  *  movement  of  the  horizontal  wire  of 
t-i  ft  in  a  ia*""  of  100  ft.  By  mean*  of  the  screw  the  line  of  sight  can  be  made 
panlW  to  any  peroral  of  grade  desired.  Thus  to  aet  the  telescope  to  a  2.6%  grade, 
l»wl  the  transit  and  bring  the  bubble  of  the  attached  level  of  tha  telescope  to  the 
enter,  and  damp  the  horizontal  alia.  Turn  the  gradlenter  screw  five  complete  re  volu- 
tna  usl  the  line  of  sight  la  parallel  to  a  2.5%  grade. 

Iiiiiipi  n's  without  the  vertical  circle  or  attached  level  on  the  telescope  are  called 
paaa  trwxics.  Tbeodolitee  are  instruments  similar  to  the  engineer's  transit  ezcept 
tier  have  no  rompaas  and  an  usually  made  more  substantial,  with  larger  horizontal 
cVdaa  graduated  to  gift  amaller  readings. 

TaSet  Dp  ■  Transit  Over  a  Point.  Set  the  tripod  with  the  transit  attached 
so  that  the  plumb  bob  will  come  approximately  over  the  point.  Level 
tie  instrument  by  turning  the  upper  .plate  so  that  one  of  the  plate  kveUl 
eomes  over  a  pair  of  diagonally  opposite  leveling  screws.  The  other  plate 
level  will  then  be  over  the  other  set  of  leveling  screws.  Bring  the  bubbles 
of  each  of  the  plate  levels  to  the  centers  of  the  tulica  by  manipulating  the 
isate  leveling  screws  to  which  they  are  parallel,  takiug  core  to  screw  down 
oe  one  screw  as  fast  as  the  other  one  is  screwed  up.  When  the  instrument 
is  level,  loosen  all  four  screws  slightly  and  shift  the  instrument  over  the 
lane  until  the  plumb  bob  is  accurately  centered.  Relevel  and  tighten 
ism  utcl  note  if  bob  is  still  centered.  If  instrument  is  in  adjustment. 
U  win  be  level  for  any  position  as  the  instrument  is  revolved  thru  360° 


achment-     A  common  form  is  a  small  telescope  provided   with 
and  attached  level  bubble.     This  telescope  is  mounted  above 
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the  telescope  of  a  transit  prepared  to  receive  it  so  that  the  vertical  as 

of  the  small  telescope  is  perpendicular  to  the  horizontal  axis  and  teleecoj 

of  the  transit  (see  Fig.  3).     This  instrument,  is  used  for  finding  the  tn 

meridian  by  observations  on  the  bud.     The  teethe 

of  work  is  described  in  Art.  10. 

Plane- Table.  The  plane-table  consists  of  a.  drat 
ing  board  mounted  on  a  tripod,  and  a  ruler  to  whic 
is  attached  a  telescope  provided  with  a  vertical  tare 
and  stadia  wires  (see  Fig.  4).  The  telescope  wi( 
attached  ruler  is  known  aa  the  alidade.  The  attacl 
ment  between  the  drawing  board  and  tripod  is  i 
constructed  that  the  board  may  be  leveled.  This  a 
tachment  alao  allows  the  board  to  be  turned  in  as 
muth  thru  a  complete  circle  and  has  a  clamp  an 
tangent  screw  so  that  tbe  motion  can  be  controllo 
A  detached  level  tube,  compass,  clips  for  holding  tl 
paper  on  the  board,  scales,  plumb  bob  and  arm  con 
plete  the  outfit. 

Wye  Level.  The  wye  level  consists  of  a  teleecoi 
with  attached  level  bubble  provided  with  vertia 
and  horizontal  cross-wires,  resting  in  two 
sockets  or  Ys.  A  socket  is  fixed  to  each 
end  of  a  level  bar  which  in  turn  is  mounted 
on  a  vertical  spindle.  The  spindle  ia  sup- 
ported by  a  base  plate  and  four  level 
screws  similar  to  the  arrangement  in  th 
transit  and  is  attached  to  the  tripod  i 
the  same  manner.  The  telescope  can  be 
revolved  in  azimuth  around  its  vertical 
axis  and  this  motion  is  controlled  by  a 
clamp  and  tangent  screw.  j_    ^   nmne.Tlbi0 

Dumpy  Level.     The  essential  difference 
between  the  wye  and  the  dumpy  level  is  that  In  the  latter  the  telescope  : 
attached  to  the  level  bar  by  immovable  upright  pieces  instead  of  the  wye 
which  are  capable  of  adjustment. 

To  Set  Dp  a  Level,  Set  up  the  tripod  with  level  attached  and  bring  tl 
telescope  over  a  pair  of  diagonally  opposite  plate  level  acrewa.  Bring  th 
bubble  to  the  center  of  the  tube  with  this  set  of  screws.  Turn  the  telescop 
until  it  is  over  tbe  opposite  set  of  screws  and  bring  the  bubble  to  the  centa 
Turn  the  telescope  until  it  is  over  the  first  set  of  screws  and  see  if  the  bubbl 
is  still  in  the  center  of  the  tube.  S  it  is,  the  instrument  is  level,  if  nc 
repeat  the  above  operation  until  the  bubble  remains  centered.  The  levi 
screws  are  worked  in  the  same  manner  as  on  the  transit. 

Three  vs  Four  Level  Screws.    Both  transits  and  levels  are  sometimes  providt 

with  three  Instead  of  four  plate  leveling  screws.    Three  screws  are  generally  place 

on  the  heavier  instruments  used  in  trianjrulfltjon  work  or  precise  leveling.    To  set  u 

an  instrument  provided  with  three  screws,  turn  the  teleaeope  until  it  Is  over  two  ■ 

them  and  bring  the  bubble  to  tbe  center  with  these  screws.    Use  the  third  .crow  I 

level  the  instrument  In  the  direction  of  90°  to  the  line  of  the  telescope  in  its  first  praties 

Hand  Level.    The  Locke  hand  level  ia  a  brass  tube  6  in  long  bavin 

a  small  level  mounted  on  its  top  to  tbe  left  of  the  center  near  the  objec 

end.     A  frame  carrying  a  horizontal  wire  is  placed  underneath  the  level 

-tinK  prism  that  acts  as  a  mirror  is  placed  inside  the  tube  direct!; 

e  level     Looking  thru  the  eyepiece  end  of  tbe  tube,  the  reflectia 
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of  the  babble  and  wire  is  seen  in  the  prism  in  one  half  of  the  aperture,  while 
the  other  half  is  open  to  view  the  object  sighted  upon.  The  tube  is  placed 
to  the  eye  and  the  object  end  is  raised  or  lowered  until  the  wire  bisects  the 
bobble,  in  which  position  the  instrument  is  level.  Both  object  and  eye- 
piece ends  are  covered  with  plain  glasses  to  prevent  dust  and  dirt  from 
getting  into  the  tube. 

Level  Rods  are  made  in  several  different  styles.  Self-reading  rods  are 
graduated  bo  that  they  can  be  read  by  the  instrument  man.  They  are 
sometimes  equipped  with  a  target  and  vernier  for  closer  readings.  Except  for 
precise  work,  the  rods  are  made  in  sections  and  extensible  so  that  when  non- 
atended,  the  length  will  be  from  4  to  6  ft,  and,  when  extended,  about  12  ft. 

Ike  Philadelphia  Rod  is  of  the  self-reading  extensible  type  with  a  sliding  target. 
Ttorod  fa  made  in  two  strips,  one  sliding  over  the  other,  and  fa  provided  with  damps 
t»  kohl  the  two  stripe  and  target  in  position.  The  face  of  both  strips  fa  graduated  to 
fcet  sad  hundredths,  and  by  means  of  a  scale  on  the  target  and  one  on  the  back  of  the 
n*  nosings  can  be  made  to  thousandths  of  a  foot. 

Iks  Hew  York  Rod  is  of  the  extensible  type  with  a  sliding  target,  similar  in  eon- 
skuctfaa  to  the  Philadelphia  rod.  The  lower  strip  fa  graduated  on  the  face  and  the 
spew  strip  on  the  side,  by  means  of  fine  Hues,  to  feet  and  hundredths  of  a  foot.  This 
JQdis  not  used  as  a  self-reading  rod.  The  target  and  side  of  the  rod  are  both  equipped 
via)  wnrier  srslrn  so  that  readings  may  be  made  to  thousandths  of  a  foot. 

Iks  Boston  Rod  i»  of  the  two-piece  extensible  type.  The  target  fa  fastened  securely 
to  am  of  the  strips.  For  long  rod  readings  the  rod  works  on  the  same  principle  as  the 
tso  pwtkmsry  mentioned.  For  short  rod  readings,  however,  the  rod  fa  closed  and 
Use  averted  so  that  the  target  end  rests  on  the  ground.  The  strip  holding  the  target 
a  then  moved  up  or  down  as  the  target  would  be  in  the  case  of  the  Philadelphia  or 
fee?  York  roda.  The  sides  of  the  rod  are  graduated  to  feet  and  hundredths  of  a  foot 
mi  provided  with  vernier  scales  so  that  thousandths  of  a  foot  can  be  read.  The 
rod  fa  obvioustfy  not  a  self -reading  rod. 

_  Bode  are  made  in  special  styles,  usually  with  the  idea  of  making  them 
iveaient  to  nse.     Such  devices  consist  in  making  the  rod  extensible  in  three 
and  in  marking  the  graduations  so  that  they  are  more  readily  observed. 
rods  are  rarely  equipped  with  a  target. 

Bel  Tspesare  manufactured  which  may  be  attached  to  any  form  of  non-graduated  rod. 

8df-Cesasatiag  Rods  are  of  the  extensible  type.  The  graduations,  however,  are  on 
as  sadism  mrtallir  tape.  The  rod  fa  made  in  three  pieces  closing  up  to  about  4}£  ft 
Yksj  the  f—fr—  are  placed  together  the  metallic  tape  fa  passed  over  rollers  at  either 
esi  sf  the  rod  and  the  two  ends  are  joined  together  on  the  back  of  the  rod  by  a  cinch 
earn.  The  graduation*  on  the  tape  are  in  feet  and  hundredths  but  the  graduations 
lamest  from  0  to  1  and  1  to  2  and  so  on  downward  on  the  tape  instead  of  upward 
■a  tat  ordinary  level  rod.     The  method  of  using  the  rod  fa  described  in  Art.  17. 

Precise  Level  Boda  need  by  the  U.  S.  Coast  and  Geodetic  Survey  are  of  the  non- 
smasibls  setf-reading  type,  without  target,  graduated  to  centimeters  on  one  face, 
■fatal  |*»f  at  S-m  interval*  and  a  thermometer  are  set  in  the  rod  for  purposes  of 
**rrrmc  *h"fj—  of  length-  The  wood,  of  which  the  rod  fa  made,  fa  specially  pre- 
pared by  -^lrfetg  it  in  paraffin.  The  length  of  the  rod  fa  checked  up  by  comparing 
ft  with  a  irtsmfsr4*"**  steel  tape.    Detachable  rod  levels  are  used  to  plumb  the  rod. 

Sfasm  Sods  are  ntr**1^  to  level  rods  except  that  they  are  usually  made  with  a  larger 
fan  so  the  graduations  can  be  more  plainly  marked.  The  value  of  the  graduations  on 
tht  red  depends  upon  the  wire  intervals  of  the  transit.  If  the  ratio  of  the  focal  distance 
of  ubj  fflratopf  to  the  interval  between  the  wires  fa  100,  then  a  rod  graduated  to  feet 
aai  fc^flrH**—  of  a  foot  may  be  used.  For  short  sights  any  self-reading  level  rod 
ess  be  msd.  Most  transits  unless  otherwise  ordered  are  furnished  with  stadia  wires 
ghfaga  ratio  of  100. 

2.    Adjustment  of  Instruments 

The  Adjustments  of  the  Transit,  which  should  be  made  in  the  order 
gttea,  are  aB  follows:  Parallax,  plate  level  bubbles,  line  of  collimation. 
htsfaontal  ***#  and  attached  level  bubble. 
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Parallax  is  a  perceptible  movement  of  the  cross-hairs  over  the  image  of  the  obje< 
when  the  eye  is  moved  slowly  from  side  to  side  at  the  eyepiece  end  of  the  telesco] 
Correct  by  pointing  the  instrument  to  the  sky  and  focus  the  eyepiece  until  the  cro 
hairs  are  distinct,  then  point  on  any  object  and  focus  objective.  If  any  movemc 
of  cross-hairs  over  the  image  still  exists,  repeat  the  above  operation  until  it  is  eliminate 
then  the  image  of  the  object  falls  in  the  plane  of  the  cross-hairs. 

The  Plane  of  the  Plate  Level  Bubbles  must  be  parallel  to  the  horizontal  pla 
Level  the  transit  in  the  ordinary  manner  by  bringing  one  of  the  bubbles  parallel  t< 
pair  of  diagonally  opposite  level  screws  and  making  the  bubbles  come  to  the  cen 
of  the  tubes.  Turn  the  instrument  through  180°  horizontally  and  note  if  [the  bubfa 
remain  centered.  If  they  do,  the  plate  level  bubbles  are  in  adjustment  and  the  grac 
ated  circle  is  horizontal  in  every  position.  If  the  bubbles  do  not  remain  in  the  cent 
correct  by  bringing  them  half  way  back  to  the  centers  by  means  of  the  leveling  acre 
of  the  transit  and  the  rest  of  the  way  back  by  means  of  the  capstan  screws  at  the  e 
of  each  level  bubble  tube.  Repeat  the  above  test  and  correction  until  the  adjustnu 
is  accomplished. 

Line  of  Collimation,  or  line  of  sight,  should  be  perpendicular  to  the  horizontal  a 
of  the  telescope.  First,  the  vertical  cross-hair  is  made  perpendicular  to  the  horizon 
axis.  The  instrument  is  set  up  and  leveled.  A  point  is  bisected  and  the  bottom  pla 
clamped.  The  telescope  is  now  revolved  in  altitude  or  about  its  horizontal  axis  a 
if  the  vertical  wire  still  continues  to  bisect  the  point,  no  correction  is  necessary. 
not,  loosen  the  capstan  screws  holding  the  cross-hair  ring  and  rotate  the  ring  until  1 
vertical  wire  and  point  remain  in  coincidence  as  the  telescope  is  moved  in  altitui 
Then  tighten  the  screws  holding  ring.  Next  set  up  the  transit  on  a  level  stretch 
ground.  Set  a  stake  about  300  ft  distant.  Clamp  all  horizontal  motions  and  cent 
the  cross-hairs  on  a  point  a  in  the  stake.  Reverse  or  plunge  the  telescope  and  cen 
the  cross-hairs  on  a  point  6  in  another  stake  set  about  the  same  distance  from  t 
instrument,  as  a.  Unclamp  the  horizontal  motion  and  revolve  the  instrument 
azimuth  and  set  on  a  again.  Clamp  and  reverse  the  telescope.  If  the  crosa-ha 
now  center  on  b,  the  line  of  sight  is  perpendicular  to  the  horizontal  axis,  If  cro 
hairs  do  not  center  on  6,  set  a  third  point  c  opposite  o  where  the  line  of  sight  does  con 
Measure  the  distance  b  to  c.  Bring  the  line  of  sight  one-quarter  of  the  distance  6  c  fr< 
c  towards  6  by  manipulating  the  adjusting  screws  which  hold  the  cross-wire  ring.  Th 
by  the  plate  tangent  screw  bring  the  line  of  sight  to  a  point  just  hall  way  betweei 
and  6.     Repeat  the  test  and  correction  until  the  adjustment  is  made. 

Horizontal  Axis.  The  horizontal  axis  of  the  telescope  must  be  parallel  to  the  pla 
Set  up  the  transit  near  some  high  structure  and,  with  the  horizontal  motions  damp* 
sight  the  telescope  on  a  point  a  near  the  top  of  the  structure.  Depress  the  teleaoo 
and  set  on  a  point  b  on  the  line  of  sight  near  the  base  of  the  structure.  Unclamp  and 
volve  the  instrument  thru  azimuth  and,  with  the  telescope  reversed,  again  set  on  a  a 
clamp.  Depress  and  sight  towards  b.  If  the  cross-hairs  center  on  b,  the  horizontal  axi 
parallel  to  the  plate.  If  the  transit  is  not  in  adjustment  set  a  point  e  opposite  b  wb 
the  line  of  sight  falls  and  measure  distance  c  b.  Move  the  line  of  sight  to  a  point  b 
way  between  c  and  6  by  means  of  the  adjusting  screw  at  the  ends  of  the  horizon 
axis  of  the  telescope.     Repeat  the  test  and  correction  until  the  adjustment  is  made 

Attached  Level  Bubble.  The  plane  of  the  level  bubble  attached  to  the  telesot 
and  the  line  of  sight  must  be  parallel.  The  test  for  adjustment  is  made  by  the  ti 
peg  method.  Drive  two  stakes,  a  and  b,  about  300  ft  apart  on  a  fairly  level  piece 
ground.  Set  up  the  instrument  about  1  ft  from  a  and  level  the  telescope  by  the  attack 
level.  Hold  the  rod  on  a  and  take  a  reading  xi.  This  reading  is  usually  obtained 
pointing  the  eyepiece  at  the  rod  and  sighting  thru  the  objective  end  of  the  telesco; 
noting  where  the  center  of  vision  strikes  the  rod.  Next  sight  on  b  in  the  ordini 
manner  with  the  telescope  level  and  obtain  a  road  reading  of  yu  Then  set  up  inst 
ment  about  1  ft  from  stake  b  and  obtain  rod  readings  yi  and  ij  on  6  and  a  respective 
If  the  attached  level  is  in  adjustment,  xi  —  yi  =xs— yioraa— asi-fyi— yi  ■» 
If  not  in  adjustment  with  instrument  still  near  6,  hold  the  rod  on  a  with  the  tan 
set  to  read,  x»  -f  \  (xi  —  xt  +  V*  —  v0  =  i  (xi  +  x*  +  y»  —  yi).  Set  the  horizon 
cross-hair  on  the  target  by  means  of  the  plate  leveling  screws  and  then  bring  I 
bubble  of  the  attached  level  to  the  center  of  the  tube  by  means  of  the  adjust] 
"rows  at  the  ends  of  the  tube.     Repeat  the  test  and  correction  until  the  adju 

it  is  made. 
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The  verniers  of  the  vertical  arc  may  be  made  to  read  zero  after  the  above  adjustment 
hr  the  sttarhed  level  bobble  has  been  made.  With  the  instrument  and  telescope  level, 
tang  the  aero  of  the  vernier  and  arc  into  coincidence  by  means  of  the  vertical  tangent 
aww.  Slightly  unloosen  the  screws  that  hold  the  vertical  arc  to  the  horizontal  axis,  level 
far  takacopo  again  and  move  the  arc  until  the  zeros  of  the  arc  and  vernier  again  coincide, 
fepcat  the  above  operation  until  correct.  If  this  adjustment  is  not  made,  the  index 
«ror  of  the  are  may  be  noted  and  applied  to  the  measurement  of  all  vertical  angles. 

The  Adjustments  of  the  Wye  Level  are  as  follows:  Parallax,  cross-hairs, 
level  bubble  and  wye  adjustment. 

Piraflax  is  corrected  in  the  same  manner  as  for  the  transit. 

Set  up  the  level  and  bisect  a  point.  Revolve  the  telescope  in  azimuth 
if  the  point  is  bisected  by  the  horizontal  wire  thruout  its  length.  If  not, 
tpstan  screws  holding  cross-hair  ring  and  rotate  the  ring  until  the  point  remains 
tssaeted  by  the  horizontal  wire  as  the  telescope  is  revolved.  Next  loosen  the  telescope 
ia  the  wyes  and  bisect  a  point  with  the  cross-hairs.  Rotate  the  telescope  180°  in  the 
aj«  and  note  if  the  point  is  still  bisected.  If  not,  move  each  cross-hair  separately 
by  means  of  its  proper  screws  half  way  back  to  the  point.     Repeat  test  and  correction. 

The  Level  Bubble  may  be  adjusted  in  the  same  manner  as  the  attached  level  bubble 
«•  the  transit.  A  more  convenient  method  is  as  follows:  Set  up  the  instrument  and 
bring  the  telescope  over  two  of  the  leveling  screws.  Focus  the  objective  on  a  point 
•host  300  ft  distant.  Take  the  telescope  out  of  the  wyes,  reverse  it  end  for  end  and 
replace  it  in  the  wyes.  If  the  bubble  remains  in  the  center,  no  adjustment  is  necessary. 
Uaot,  bring  the  bubble  half  way  back  to  the  center  by  means  of  the  plate  leveling  screws 
sad  the  remainder  of  the  distance  by  the  capstan  screws  at  the  end  of  the  tube.  Repeat 
operations  until  the  adjustment  is  made.  To  make  the  axis  of  the  level  tube  parallel 
t»  the  axis  of  the  telescope,  loosen  the  clips  holding  the  telescope  in  the  wyes  and 
the  telescope  about  20°  in  the  wyes.  If  the  bubble  has  the  same  reading  as 
the  tt'kw>|w  is  in  its  normal  position,  no  correction  is  necessary.  If  a  correction 
ss  BeeesBsry,  move  the  end  of  the  tube  by  means  of  the  horizontal  capstan  screws  at 
ess  end  and  repeat  the  test  and  correction  until  the  adjustment  is  made. 

The  Wye  Adjustment  consists  in  making  the  horizontal  plane  of  the  line  of  sight 
perpendicular  to  the  axis  of  the  instrument.  Level  the  instrument  and  turn  the 
tshsespe  thru  180°  in  azimuth.  If  the  bubble  remains  in  the  center  of  the  tube  the 
iaarassent  is  in  adjustment.  If  not,  bring  the  bubble  half  way  back  to  the  center 
bv  the  capstan  screws  which  hold  the  wyes  to  the  level  bar  and  the  rest  of  the  way 
U  the  center  by  the  plate  leveling  screws.  Repeat  the  above  operations  until  the 
made.  If  in  level  work  the  bubble  is  centered  each  time  before  a  sight 
the  wye  adjustment  can  be  neglected. 

The  Adjustments  of  the  Dumpy  Level  are  as  follows:  Parallax,  cross- 
hair* and  level  bubble. 

is  corrected  in  the  same  manner  as  for  the  transit. 

Set  up  the  level  and  bisect  a  point.  Note  if  the  horizontal  wire 
to  bisect  the  point  as  the  telescope  is  revolved  in  azimuth.  If  not,  loosen 
da  capstan  screws  holding  the  cross-hair  ring  and  rotate  the  ring  until  horizontal 
wse  nmrnxna.  in  coincidence  with  the  point  as  the  telescope  is  revolved. 

The  Level  Babble  should  be  in  the  center  when  the  line  of  sight  is  horizontal.  Set 
■9  the  mstronaent  with  the  telescope  over  two  of  the  plate  screws  and  bring  the  bubble 
to  the  center  of  the  tube.  Revolve  180°  in  azimuth  and  if  the  bubble  remains  in  the 
caster,  the  instrument  is  in  adjustment.  If  not,  bring  it  back  half  way  to  the  center 
by  ch*  two  plate  leveling  screws  and  the  rest  of  the  way  back  by  the  capstan  screw 
at  the  end  of  the  level  tube.     Repeat  the  operations  until  the  adjustment  is  made. 

The  level  babble  and  the  line  of  sight  must  be  parallel.  The  test  for  this  adjust- 
ment ■  Bade  in  the  same  manner  as  for  the  attached  level  bubble  on  the  transit.  If 
the  iostrnment  is  not  in  adjustment,  the  correction  is  made  the  same  way  as  in  the 
trass*  except  that  in  making  the  line  of  sight  coincide  with  the  target,  it  ia  done  entirely 
*nav  the  adjusting  screws  holding  the  cross-hair  ring.  The  plate  level  screws  or  the 
capstan  screw  at  the  end  of  the  level  tube  are  not  touched. 

The  Head  Level  is  adjusted  as  follows:     Drive  two  stakes,  a  and  b,  about  100  ft 

'     os  fairly  level  ground.     Hold  the  level  a  distance  x  above  a  and  with  the  wire  Di- 
tto babble  sight  on  a  rod  held  on  6,  giving  a  rod  reading  y.    Go  to  stake  b  « 
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main  scale. 


with  the  level  held  a  distance  y  above  b  and  the  wire  bisecting  the  bubble,  eight  on  a. 
If  the  instrument  is  in  adjustment,  a  rod  reading  n  equal  to  x  will  be  obtained.  If 
not  in  adjustment,  correct  by  bringing  the  horizontal  wire  into  coincidence  with  a 
point  which  is  x  +  J  (*»  —  *)  above  a  when  the  instrument  is  held  a  distance  y  above  6. 
The  horizontal  wire  is  moved  by  means  of  the  adjusting  screws  under  the  level  bubble. 

3.    Verniers 

The  Vernier  is  a  small  auxiliary  scale  used  with  the  main  scale  for  the 
purpose  of  determining  fractional  parts  of  the  smallest  divisions  of  tho 
In  Fig.  5  is  shown  a  vernier  for  a  linear  scale,  a  type  used 
on  some  level  rods.  The  scale  to  the  left  is  the  main  scale  and 
that  to  the  right  the  vernier.  Verniers  are  either  direct  or 
retrograde.  Since  the  latter  type  is  rarely  used  on  surveying 
instruments  only  the  direct  vernier  will  be  described.  Referring 
to  Fig.  5,  the  vernier  scale  is  divided  into  10  equal  parts  which 
are  equivalent  to  exactly  9  of  the  smallest  divisions  of  the  main 
scale.  Each  division  on  the  vernier  is  then  just  0.9  of  one  of 
the  small  divisions  of  the  main  scale.  With  the  zero  of  the 
vernier  in  the  figure  at  7  of  the  main  scale,  point  a  on  the  vernier 
comes  just  0. 1  below  b  on  the  main  scale,  c  comes  0.2  below  d 
and  so  on.  If  the  zero  of  the  vernier  is  moved  just  0.1  above 
7  of  the  main  scale,  the  first  division  on  the  vernier  will  be  in 
coincidence  with  b  on  the  main  scale.  If  the  zero  of  the  vernier 
is  moved  0.2  above  7,  the  second  division  on  the  vernier  will 
come  opposite  d  on  the  main  scale.  If  the  main  scale  is  con- 
sidered to  be  divided  into  feet  and  tenths,  the  reading  of  the 
zero  of  the  vernier  for  this  last  position  of  the  vernier  will  be 
7.02.  The  rule  for  reading  a  direct  vernier  is  to  read  the  main 
scale  to  its  smallest  graduation  up  to  the  zero  of  the  vernier  and 
then  read  along  the  vernier  to  the  mark  which  coincides  -with 
a  mark  of  the  main  scale  and  add  the  reading  of  the  vernier 
to  the  reading  of  the  main  scale. 
The  Value  of  a  Division  on  the  Vernier  or  least  count  of  the  vernier  is 
found  by  the  following  rule:  Divide  the  value  of  the  smallest  division 
on  the  main  scale  by  the  number  of  divisions  on  the  vernier  between  co- 
incident marks,  when  the  zero  of  the  vernier  is  brought  into  coincidence 
with  a  division  of  the  main  scale.  Applying  the  rule  to  Fig.  5,  the  value 
of  a  small  division  of  the  main  scale  is  -assumed  to  be  0.1  ft  and  there  arc 
10  divisions  on  the  vernier  between  coincident  marks  with  the  zero  of  the 
vernier  as  shown,  hence  the  least  count  is  0.1/10  «  0.01  ft. 

Verniers  on  Transits  are  constructed  on  the  same  principle  and   art 
called  single  or  double.     A  double  vernier  is  one  which  can  be  read  ix 
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either  direction.     It  is  a  direct  vernier  and  is  always  read  in  the  directioi 

in  which  the  angle  is  increasing.     A  single  vernier  is  numbered  from  sen 

*  both  ends.    In  using  a  single  vernier  on  a  transit,  the  sero  of  the  verala 
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anst  be  set  with  the  aero  of  the  scale  so  that  the  vernier  reads  in  the  same 
faction  that  the  angle  is  to  increase.  Fig.  6  shows  a  double  vernier 
saunon  to  transits.  The  least  count  of  the  vernier  is  found  as  previously 
described.  In  this  case  the  smallest  reading  of  the  main  scale  is  30'.  If 
the  wro  of  the  vernier  is  made  coincident  with  a  division  of  the  main  scale, 

■  will  be  found  that  there  are  30  divisions  on  the  vernier  between  coincident 
■arks,  hence  the  least  count  is  30/30  or  1'.     The  angle  in  the  figure,  read 

■  a  clockwise  direction,  is  274°  plus  23'  on  the  vernier,  or  274°  23'.  In 
tot  opposite  direction,  its  value  is  85°  307  on  the  main  scale  plus  7'  on  the 
wnuer,  or  85°  37'. 

4.    Drafting  Instruments 

Some  of  the  special  instruments  adaptable  for  the  office  work  are  de- 
scribed below. 

Sfesjgbt-Bdgas.  Steel  straightedges  are  more  commonly  used  in  plotting  the 
*wk  dam  T-squares.     They  are  made  in  several  different  sizes  from  15  to  72  in  long. 

Lags  Sited  Triangles  are  useful,  especially  for  drawing  long  perpendicular  lines. 

Sssjle  Curve  Templates  of  wood,  rubber,  metal  or  celluloid  are  made  with  radii, 
'■ytag  from  1.5  to  60  in.  These  are  useful  in  drawing  in  curves  between  the  tangents 
**md  of  asm*  a  compass. 

Crest-Section  Templates  may  be  made  from  stiff  material,  preferably  from  a  piece 
et  •  toaasuarcnl  celluloid  triangle.  The  tem- 
Pmt  ii  cot  an  bines  conforming  to  the  shape  of 
■»  mm  siilion  of  the  highway  and  is  used  in 
pkttssg  the  *«»*■*—*  section  of  the  highway  on 
the  original  cross  sections  so  that  the  estimate 
of  earthwork  can  be  made.  Sometimes  the 
sssjsste  is  cot  out,  as  in  Fig.  7,  to  correspond 

*■*  uWsahgrade  trench.  This  form  is  more  convenient  to  use  than  one  cut  to  flnfohed 
Pale  om  the  trench,  since  the  cuts  and  fills  have  to  be  computed  to  the  line  a  be. 

fmmctars  are  made  of  different  materials  and  in  various  styles.  Those  of  steel 
•s*.  t  aovmble  arm  and.  attached  vernier,  by  which  angles  may  be  laid  off  as  dose 

■  1\  are  useful  for  checking  up  the  plotting  of  the  transit  line. 
A  Ceareaient  Scale*  see  (9),  for  plotting  the  topography  is  shown  in  Fig.  8. 
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of  transparent  material  and  be  graduated  to  the  scale  of  the  map. 
The  lines  6  is  made  coincident  with  the  transit  line  and  plus  stations 
may  be  scaled  off  by  setting  the  proper  graduation  of  the  scale  a  b 
over  a  full  station  on  the  transit  line.  The  0  of  the  scale  a  b  wfll 
then  be  at  the  phis  station  and  perpendicular  offsets  either  side  of 
the  line  may  be  plotted  on  the  scale  e  d. 

The  Planimeter  b  an  instrument  used  for  determining  areas.  Plani- 
meters  are  made  in  three  different  styles,  known  as  the  polar,  sus- 
pended and  roller  planimeter.  Only  the  polar  planimeter  and  its 
method  of  use  wfll  be  described  since  this  is  the  type  most  .commonly 
wend  The  polar  planimeter  consists  of  two  arms  hinged  at  a  com- 
mon point.  The  arms  may  be  of  fixed  length  or  one  of  them  may 
be  adjusted  to  varying  lengths  by  means  of  a  graduated  scale  marked 
upon  it-  At  the  outer  end  of  one  arm  is  a  needle  point  to  be  fixed  to 
(at  drawing  and  about  which  the  whole  instrument  revolves.  To  the  outer  end  of 
***  ether  ana  is  fixed  a  tracer  point.  The  tracer  point  will  always  be  found  on  the 
if  the  instrument  is  adjustable.  A  small  graduated  wheel  with 
sttirhnnmt  and  revolution  counter  is  hung  from  the  arm  carrying  the 
ass*  bat  at  the  opposite  end  from  which  the  tracing  point  is  fixed.  The 
en  in  use  rests  on  three  points,  the  needle  point,  the  tracer  point 
■**  *  point  m  the  circumference  of  the  graduated  wheel.  The  instrument  is  used 
by  fSMssj  it  oa  the  sheet  near  the  area  which  is  to  be  determined  in  such  a  positio  i 
«at  vfcm  the  needle  point  is  set,  the  area  can  be  outlined  by  the  tracer  point. 
1**  «*£r  edge  of  the  area  to  be  determined  is  then  traced  over  with  the  tracer 
"**  satfl  a  complete  circuit  has  been  made.    The  graduated  wheel  revolves  as 
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the  tracer  point  is  moved  and  the  difference  in  its  initial  and  final  reading  regiaten 
the  area  of  the  figure.  If  one  of  the  arms  is  adjustable,  the  arm  can  be  set  to  corresponc 
with  different  units  of  measurement.  If  the  arms  are  both  fixed,  the  instrument  h 
made  so  as  to  read  square  inches  or  square  centimeters.  For  highway"  work  an  in- 
strument with  fixed  arms  reading  to  square  inches  is  a  convenient  form  to  use.  Table 
may  be  prepared  converting  square  inches  read  by  the  planimeter  into  any  othei 
scale  desired  so  that  the  desired  area  for  any  planimeter  reading  can  be  quickly  fount 
from  the  table.  If  the  planimeter  is  placed  on  the  drawing  so  that  the  needle  poin< 
comes  within  the  area,  then  a  correction  has  to  be  added  to  the  area  obtained  fron 
the  instrument  readings.  This  correction,  called  the  area  of  the  zero  circle,  is  constan 
for  each  instrument  and  is  furnished  by  the  maker.  If  the  needle  point  is  places 
outside  of  the  area  to  be  determined,  no  correction  is  applied.  Large  areas  that  canno 
be  covered  at  one  setting  of  the  instrument  may  be  found  by  subdividing  them  int* 
several  smaller  areas  of  convenient  size.     See  (2),  (4)  and  (14). 

Pantograph.  A  pantograph  is  an  instrument  consisting  of  a  framework  of  arms  m 
joined  together  that  the  motion  of  two  points  a  and  b  of  the  framework  is  the  aan* 
in  outline,  but  different  in  amount.  The  instrument  is  used  to  enlarge  or  rfiwiirnnl 
the  size  of  maps  and  by  means  of  scales  on  the  framework  any  relation  between  tin 
size  of  the  original  map  and  that  desired  can  be  obtained.  The  instrument  is  placet 
on  the  sheet  containing  the  drawing  with  the  scales  properly  set  and  the  tracing  poin 
a  is  moved  over  the  different  lines  of  the  drawing.  The  marking  point  6  will  at  th< 
same  time  trace  out  corresponding  lines  on  the  same  or  another  sheet  but  at  the  seal 
desired.     See  (2),  (4)  and  (14). 

Rubber  Stamps  for  marking  titles  on  plans  and  tracings  are  to  be  recommended 
where  the  wording  of  the  titles  is  of  some  standard  form.  Neat  work  can  be  obtained 
by  using  stamps  and  much  time  saved. 

Drawing  Tables.  On  account  of  the  size  of  road  plans,  tables  4  by  12  ft  are,  ii 
many  cases,  necessary  if  the  plan  is  to  be  laid  out  at  its  full  length  on  the  table. 

PLANE  SURVEYING 

5.    Angular  Measurements 

To  Measure  an  Angle  with  a  Transit.  Consider  the  angle  a  o  b  in  Fig.  g 
Set  up  the  instrument  and  carefully  center  it  over  point  o.  Make  tb 
zero  of  the  vernier  coincide  with  the  zero  of  the  horizontal  scale.  This  i 
done  by  making  an  approximate  setting  with  the  plates  loose,  then  clamp 
ing  them  and  making  an  accurate  setting  with  the  plate  tangent  screw 
With  the  lower  motion  undamped  sight  the  telescope  on  a  and  set  th 
intersection  of  the  cross-hairs  exactly  on  a  by  means  of  the  clamp  am 
tangent  screw  of  the  lower  motion.  Unci  amp  the  horizontal  plates  an< 
point  the  telescope  on  b  and  make  a  careful  centering  using  the  plate  clam] 
and  tangent  screws.  The  angle  a  o  b  may  now  be  read  from  either  verniei 
If  it  is  desired  to  repeat  the  angle  without  setting  the  horizontal  scale  t 
zero  again,  unclamp  the  lower  motion  and  sight  on  a,  using  the  lower  motioi 

clamp  and  tangent  screw.  Turn  the  angle  agaii 
and  set  on  b  as  before.  The  angle  read  now  froc 
the  verniers  will  be  twice  the  first  and  if  divided  b' 
two  will  be  angle  aob. 

A  Traverse  is  run  with  the  transit  by  setting  u\ 
the  instrument  at  intersections  of  the  sides  of  th 
cY]  traverse,  points  ob  c  da,  Fig.  9,  and  measuring  th 

V  angles  at  the  intersection  as  described  for  angle  aol 

Pig.  9.    Closed  Traverse     The  side  lengths  a  o,  ob.be  and  so  on  are  measure* 

with  a  tape.  If  a  traverse  is  laid  out  so  that  tb 
last  point  of  the  traverse  is  the  same  as  the  starting  point,  it  is  called  ; 
closed  traverse.    The   field   measurement   of   a   closed   traverse    may  b 
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i  rhrrked  by  calculating  the  error  of  closure  (see  Arts.  6  and  20).  Exterior 
ancles  or  deflection  angles,  as  indicated  on  Fig.  9,  may  be  measured  instead 
•  f  the  interior  angles.  To  do  this,  however,  the  telescope  of  the  transit 
L»  to  be  reversed  or  plunged.  If  the  instrument  is  out  of  adjustment 
mth  respect  to  the  line  of  collimation,  the  angle  will  be  in  error  'unless 
the  angle  is  repeated  and  the  mean  value  taken.  For  example,  to  measure 
the  exterior  angle  rob  with  the  instrument  at  o,  sight  on  a  with  telescope 
m  itd  direct  position,  attached  level  under  telescope,  plunge  telescope  and 
■zht  on  6  and  read  angle  rob.  Now  sight  on  a  with  the  telescope  in  its 
reversed  position,  attached  level  over  telescope,  plunge  and  sight  on  6 
%n'i  read  angle  rob  again.  'The  mean  of  the  two  angles  will  give  correct 
value  for  rob  even  tho  the  adjustment  for  collimation  has  not  been  made. 
The  method  of  running  a  traverse  line  which  does  not  close  is  the  same 
as  fur  transit  line  (see  Art.  13).     See  also  (4),  (14)  and  (17). 

The  Magnetic  Bearings  of  the  sides  a  o  and  a  b  would  be  obtained  as  fol- 
lows: When  the  transit  is  at  o  and  the  telescope  is  pointed  at  a,  release 
the  needle  of  the  compass  and,  when  its  motion  stops,  read  the  north  end 
of  the  needle  as,  for  instance,  N  30°  40'  W.  Read  the  compass  needle  in 
the  vime  manner  when  the  telescope  is  pointed  to  b  and  suppose  the  bearing 
*ae?  N  20°  10'  E.  Remembering  how  the  scale  of  a  compass  is  graduated, 
n  i*  an  easy  matter  to  calculate  the  angle  a  o  b.  In  this  case  it  would  be 
•he  sum  of  the  two  bearings,  or  50°  SO'.  In  running  traverses  with  a  transit, 
hearings  of  the  sides  should  always  be  taken  as  a  check  on  the  angle  between 
the  rides. 

6.    Triangulation  and  Traverse  Systems 

Surveys  which  cover  a  large  area,  such  as  state  or  city  surveys,  should 
be  referenced  to  points  established  by  triangulation  or  some  other  accurate 
ntrtbod.  Sufficient  points  which  have  been  established  by  the  U.  S.  Coast 
and  Geodetic  Survey  in  its  triangulation  work  may  be  found  within  the 
state  or  city  limits  to  furnish  a  system  on  which  the  rest  of  the  work  can 
t«  based.  If  such  points  cannot  be  obtained,  a  triangulation  scheme 
ftbould  be  planned  so  as  to  provide  over  the  area  points  whose  precise 
Potions  are  known.  For  a  city  survey  these  points  should  be  between 
2000  and  5000  ft  apart.  Closed  traverses  are  also  employed  to  ccntrol 
the  work  of  the  survey.  This  method,  however,  is  not  so  accurate  as  a 
triangulation  scheme,  since  in  balancing  a  traverse  any  error  which  has 
teen  made  in  the  survey  k  distributed  within  the  traverse.  Briefly,  the 
traverse  method  is  to  run  a  system  of  closed  traverses  and  adjust  them 
until  sufficient  points  accurately  located  are  established  to  serve  as  a  control 
(or  the  re*t  of  the  survey. 

la  Tn^v^^g  a  topographical  survey  of  Staten  Island,  N.  Y.,  by  this  method,  the 
tnvfna  were  limited  to  10  000  feet  in  perimeter  and  were  as  nearly  square  as  possible. 
Each  section  was  made  up  of  ten  or  more  traverses  which  were  adjusted  one  to  another 
owawoanc  with  the  one  having  the  largest  error  of  closure. 

The  Triangulation  System.  The  form  of  the  system,  the  refinements  and 
tlv»  instruments  used  in  measuring  the  angles  and  base  lines  will  depend 
ujyjn  the  extent  of  the  survey,  the  topography  of  the  country  and  the 
purpose  of  the  survey.  The  system  may  be  composed  of  a  simple  chain 
<*f  triangles,  a  chain  of  polygons,  a  chain  of  quadrilaterals  with  the  addition 
of  diagonal  lines  or,  in  an  extensive  survey,  a  combination  of  the  three 
systems.  The  most  accurate  system  is  the  quadrilateral  system  as  it 
affords  the  greatest  number  of  checks  in  proportion  to  the  work  done.  The 
figures  in   the  scheme  should  be  so  developed  that  no  triangle  conta»*« 
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angles  less  than  20°,  particularly  in  those  triangles  connecting  the  bas» 
line  with  the  main  system.    See  (4),  (7),  (10a),  (24a)  and  (24b). 

Triangulation  schemes  are  separated  into  three  systems  by  the  U.  S.  Coast  and 
Geodetic  Survey,  known  as  primary,  secondary  and  tertiary.  This  classification  is 
made  with  reference  to  the  size  of  the  triangles  and  the  methods  used  in  measuring 
them.  In  the  primary  system,  the  length  of  the  sides  may  vary  from  10  to  160  miles. 
The  secondary  system  consists  of  triangles  from  6  to  25  miles  on  a  side  which  are 
developed  from  sides  of  the  triangles  in  the  primary  system.  The  methods  of  work  in 
both  of  these  systems  require  about  the  same  refinement  and  accuracy.  The  tertiary 
system  is  developed  from  the  sides  of  the  triangles  composing  the  secondary  system 
and  points  established  by  this  system  are  located  for  the  convenience  of  the  topo- 
graphical work.  The  location  of  points  on  the  tertiary  system  does  not  demand 
the  accurate  work  required  in  the  other  two  systems. 

Base  Line.  In  any  triangulation  scheme  it  is  necessary  to  measure  the 
length  of  one  or  more  lines  in  the  system  called  base  lines.  All  other  measure- 
ments are  angular  measurements.  Base  lines  can  be  measured  with  great 
accuracy  and  serve  to  check  the  results  of  the  rest  of  the  work.  They  should 
be  introduced  into  the  system  as  often  as  practicable:  In  primary  work, 
say  every  eighth  or  tenth  figure;  in  secondary  or  tertiary  work,  at  the 
beginning  and  end  of  the  system  when  separated  from  primary  work.  The 
length  of  base  line  is  variable.  In  primary  work  it  varies  from  4  to  lO 
miles  and  even  more,  usually  being  ^  to  J^  of  the  sides  of  the  primary- 
angles,  while  in  tertiary  work  it  may  be  H  mile  or  less.  Base  line  sites 
should  be  chosen  with  great  care  and  the  scheme  for  connecting  the  base 
line  with  the  triangulation  system  should  be  carefully  developed.  The  net 
of  triangles  connecting  the  base  line  with  the  main  scheme  of  triangulation 
usually  consists  of  a  series  of  quadrilaterals  with  their  diagonals  intersecting; 
at  right  angles,  the  length  of  the  diagonals  increasing  in  such  a  ratio  that 
two  or  three  sets  of  quadrilaterals  are  necessary  in  stepping  up  from  the 
base  line  to  the  main  triangulation.     See  (4),  (7),  (10a),  (24a)  and  (24b). 

The  Instruments  Used  for  triangulation  and  traverse  work  previously 
outlined  differ  depending  upon  the  accuracy  desired  and  the  extent  of  the 
work.     See  (4),  (7),  (10a),  (24a)  and  (24b). 

Instruments  for  Measuring  Angles.  In  extensive  triangulation  work  such  as  is 
carried  out  by  the  U.  S.  Coast  and  Geodetic  Survey,  the  angles  are  measured  in  the 
primary  and  secondary  systems  by  means  of  direction  instruments,  the  circles  of 
which  are  10  to  12  in  in  diameter  and  graduated  to  5'  divisions.  The  fractional  parts 
of  the  divisions  are  read  by  means  of  micrometer  microscopes  attached  to  the  instru- 
ment. On  work  of  lesser  importance,  repeating  instruments  are  used.  Repeating 
Instruments  are  theodilites  graduated  so  that  angles  may  be  read  either  to  5  or  10". 
On  small  surveys  angles  in  the  triangulation  system  may  be  measured  with  sufficient 
accuracy  with  the  engineer's  transit  having  a  6  in  circle  and  graduated  to  read  to 
20  or  30". 

Base  Line  Apparatus.  In  primary  or  secondary  triangulation  measurements  are 
now  generally  made  with  100-m  steel  tapes  of  small  cross-section,  6.34  mm  by  0.  47  nun, 
supported  upon  stakes  or  tripods.  A  spring  balance  is  attached  to  one  end  of  the  tape 
for  registering  the  pull.  The  temperature  of  the  tape  is  usually  recorded  by  means) 
of  thermometers  tied  to  the  tape.  It  is  necessary  that  the  tape  be  compared  with 
some  known  standard  of  length  before  being  used  so  that  its  exact  length  may  be 
computed.    In  small  surveys  100-ft  standardized  steel  tapes  are  sufficiently  accurate. 

Temporary  Signals  are  erected  over  the  points  of  the  system  during  the  work  of 
the  survey  so  that  they  may  be  observed  from  other  points  in  the  system  as  desired. 
On  short  distances,  guyed  or  braced  masts  are  used.  Heliotropes  are  used  for  signals 
on  sights  over  15  miles  in  length.  When  observations  are  made  at  night,  acetylene 
lamps  are  used  for  signals.  As  far  as  possible,  the  principal  stations  are  located  on 
high  and  prominent  points.  In  perfectly  flat  country,  the  curvature  of  the  earth's 
«'"-*—  oreventa  long  sights  being  taken  between  two  point*  unless  the  position  of 
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and  signal  sighted  on  are  a  sufficient  distance  above  the  respective  points 
the  difference  in  height  due  to  curvature.  Towers,  the  height  of  which 
upon  the  distance  between  the  two  points,  must  be  erected  over  the  points 
that  the  tine  of  sight  be  unobstructed.  Towers  are  also  used  in  some  instances 
■  avoid  expensive  work  that  would  otherwise  be  required  in  dealing.  See  (4),  (7), 
Ha).  (24a)  and  ©4b). 

Angle  Measurements  are  made  in  sets.  With  the  direction  instrument, 
st  each  set  up,  a  set  comprises  reading  the  directions  of 'the  signals  to  be 
aghted  upon  in  order  from  a  pointing  at  one  of  the  signals  as  a  reference. 
The  telescope  is  then  reversed  and  the  directions  are  read  in  the  reverse 
order.  The  U.  S.  Coast  and  Geodetic  Survey  require  16  sets  for  primary 
work,  5  to  10  for  secondary  and  1  set  for  tertiary.  With  a  repeating  instru- 
ment a  set  usually  comprises  measuring  each  angle  6  times  with  the  telescope 
direct  and  6  times  in  reverse  direction  with  the  telescope  reversed.  The 
K&nement  necessary  to  adopt  in  measuring  angles  depends  entirely  upon 
the  extent  and  character  of  the  work.  In  measuring  the  angles  of  the 
primary  traverses  in  making  an  accurate  topographical  survey  of  the 
BGfough  of  the  Bronx,  New  York  City,  2  sets  of  6  repetitions  each  were 
taken  dosing  the  horizon  so  that  the  closing  reading  was  within  10"  of  360°. 
See  (4),  (7),  (10a),  (24a)  and  (24b). 

In  Btimaijr  and  secondary  triangulation  observations  of  angles  at  any  station  should 
se  dbtrJbntad  over  different  parts  of  the  day  in  order  to  reduce  to  a  wimimiim  the 
snots  arising  from  refraction.  Cloudy  days  or  times  during  the  late  afternoon  are 
istwafale  for  making  accurate  observations.  It  is  essential  that  the  instrument  be 
esrsfaHy  centered  over  the  point  and  that  pointings  be  made  with  rapidity  consistent 
wkn  good  bisections.  Proper  support  must  be  given  to  the  legs  of  the  tripod  so  that 
of  the  instrument  will  take  place  during  the  observation.  When  it  is 
to  set  use  instrument  exactly  over  a  station,  its  position  should  be  carefully 
to  the  station  by  angle  and  distance  so  that  its  eccentricity  may  be  cal- 
sad  the  observations  reduced  to  the  center  of  the  station. 
line  Measurements.  Preparatory  to -measuring  the  base  line  it 
to  clear  the  site  and  establish  the  two  terminal  points  by  means 
of  permanent  marks  or  monuments.  Stakes  are  then  driven  along  the 
line  at  intervals  of  25  to  50  ft  and  nails  are  set  in  the  sides  of  the  stakes 
at  the  proper  grade  to  support  the  tape.  The  stakes  where  the  tape  ends 
wul  fall  have  pieces  of  sine  nailed  to  them  to  facilitate  marking  the  position 
of  the  end  graduation  of  the  tape.  Measurements  are  made  in  the  ordinary 
way  with  the  following  exceptions:  The  tape  is  supported  at  intervals 
throout  ita  length  on  the  nails;  a  spring  balance  is  attached  to  one  end  of 
the  tape  and  a  definite  pull,  usually  about  16  lb,  is  given  to  the  tape;  mer- 
curial thermometers  graduated  to  half  degrees,  two  to  a  tape  length,  are 
suspended  from  the  tape  and  are  read  before  and  after  each  measurement 
with  the  tape  is  made.  At  least  two  independent  measurements  of  the 
base  tine  are  made  and  preferably  four  or  more,  depending  upon  the  con- 
ditions encountered.  More  accurate  work  can  be  attained  on  cloudy  or 
rainy  days  than  at  other  times  since  the  temperature  of  the  air  and  the 
correspond  more  closely.     See  (4),  (7),  (10a),  (24a)  and  (24b).. 

line  Computations.  The  following  corrections  must  be  applied 
to  the  base  line  measurements  to  determine  the  exact  length.  See  (4),  (7), 
(10a).  (24a)  and  (24b). 

Correction  for  Temperature  is  obtained  by  the  formula  Lc  (d  —do)  in  which 
L  m  the  standard  length  of  tape,  do  the  temperature  at  which  the  tape  is  standard,  d 
the  temperature  of  the  tape  at  time  of  observation  and  e  the  coefficient  of  expansion 
sf  the  material  of  which  the  tape  is  composed.  The  correction  should  be  added  alge- 
fcnseaay  to  the  standard  length  of  tape. 
Correction  for  fag  la  obtained  by  the  formula Lf  P / 24  J*  in  which  Lis  the  standard 
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length  of  tape,  g  the  weight  per  unit  length  of  tape,  I  the  unsupported  length  of 
tape  or  distance  between  points  of  support  and  P  the  pull  used  in  measuring.  Tike 
same  system  of  units  must  be  used  in  expressing  0  and  P,  The  correction  for  ss*g 
is  always  subtracted  from  the  standard  length  of  tape. 

Correction  for  Tension  is  obtained  by  the  formula  L(P  —  Pi)  I  A  E  in  which  L  is 
the  standard  length  of  tape,  P  the  pull  used  in  measuring,  Pi  the  pull  at  which  the 
tape  is  standard,  A  the  area  of  cross-section  of  the  tape,  E  the  modulus  of  elasticity 
of  the  material  of  which  the  tape  is  composed.  The  correction  is  added  algebraically 
to  the  standard  length  of  tape.  By  equating  the  formulas  for  corrections  of  sag  and 
tension  a  value  of  P  can  be  found  which  will  counteract  the  effect  of  sag  bo  that  these 
two  corrections  can  be  neglected  if  this  pull  is  used.  This  pull  is  called  normal  tension. 
In  surveys  of  small  areas,  if  the  tape  is  standardized  by  supporting  it  in  the  same 
way  and  by  applying  the  same  pull  as  will  be  used  in  the  field,  corrections  for  sag  and 
tension  may  be  eliminated. 

Correction  for  Slope  will  have  to  be  applied  where  the  base  line  is  measured  on  a 
slope  instead  of  on  the  horizontal.  Let  L  be  the  measured  length  on  the  slope  and  h 
the  difference  in  height  between  the  two  ends,  the  correction  isM/2  L+  *V8  L*  and 
is  to  be  subtracted  from  L.  If  the  grade  is  under  3%  the  second  term  in  the  above 
formula  may  be  neglected.  On  very  steep  grades  it  may  be  more  convenient  to  find 
this  correction  in  terms  of  the  angle  of  the  slope. 

Length  of  Base  at  Sea  Level  is  found  by  the  formula  Lh/R  where  L  is  the  length 
of  base,  h  the  difference  in  height  between  sea  level  and  the  level  of  the  base  site,  R 
the  radius  of  the  earth  r.t  the  point  in  question.  This  correction  is  subtracted  from  Z* 
and  need  only  be  applied  in  extensive  triangulation  work  where  it  is  necessary  to 
obtain  perfect  agreement  in  the  sides  of  triangles  computed  from  different  bases. 

The  Most  Probable  Value  of  the  measured  base  is  the  mean  of  the  corrected  measure- 
~nenta.  The  probable  error  or  accuracy  of  the  work  can  be  found  by  the  method  of 
least  squares.  Accuracy  of  base  measurements  as  great  as  1  in  500  000  is  sufficient 
to  correspond  with  the  accuracy  of  1  in  150  000  in  angular  measures  obtained  in  primary 
work.  In  secondary  and  tertiary  work  the  accuracy  of  the  base  measurements  may 
be  reduced  to  correspond  with  an  accuracy  in  angular  measurements  of  1  in  100  000 
or  50  000  in  the  former  case  and  1  in  10000  in  the  latter. 

The  Adjustment  of  the  Triangulation  System  consists  of  a  number  of 
different  steps.  If  any  observations  have  been  made  either  from  or  on 
positions  not  directly  over  a  station,  the  observed  angles  have  to  be  changed 
to  what  they  would  have  been  had  the  station  been  occupied.  In  extensive 
work,  a  small  correction  is  applied  to  the  angles  so  that  their  values  would 
be  the  same  if  read  at  sea  level.  In  large  triangles  the  sum  of  the  three 
angles  will  be  more  than  180°  since  the  angles  measured  arc  spherical  angles. 
See  (4),  (7),  (10a),  (24a)  and  (24b). 

The  Spherical  Excess  amounts  to  about  l"  for  each  75  square  miles  of  area  of  triangle. 
It  may  be  computed  from  the  following  formula  in  which  E  is  the  spherical  excess, 
b  and  e  are  the  sides  of  the  triangle  in  feet  adjacent  to  angle  A  of  the  triangle  and 
R  is  the  mean  radius  of  the  earth  in  feet,  the  logarithm  of  which  is  7.32068:  E  ■*  b  e 
sin  A  I'Z  R*  sin  1".  One  third  of  this  excess  is  subtracted  from  each  angle  so  that  the 
plane  angles  may  be  used  for  further  calculations  in  determining  the  lengths  of  the  sides. 

Local  or  Station  Adjustments  are  made  at  each  station  which  depend  upon  the 
relation  of  the  angles  to  each  other  at  the  station.  If  the  angles  are  measured  with 
a  repeating  instrument,  two  kinds  of  conditions  are  possible  for  a  station  adjustment: 
An  angle  can  be  formed  from  two  or  more  others  and  the  sum  of  the  angles  around 
the  horizon  should  equal  360°.  If  the  angles  are  measured  with  a  direction  instrument, 
a  different  method  of  forming  the  condition  equations  is  followed. 

General  or  Figure  Adjustments  depend  upon  the  geometrical  relations  So  form 
closed  figures.  The  conditions  of  figure  adjustments  are  the  sum  of  the  angles  of 
each  triangle  must  equal  180°  and  the  length  of  any  side  as  computed  from  the  base 
should  be  the  same  whatever  route  is  chosen  thru  the  system.  In  extensive  surveys 
such  as  are  made  by  the  U.  S.  Coast  and  Geodetic  Survey,  the  most  probable  values 
of  the  angles  and  sides  gre  found  from  the  conditions  imposed  by  the  above  adjust- 
pianta  ^v  the  method  of  least  squares.  The  expense  of  such  computations  is  not 
small  survey*  and  sufflejent  accuracy  is  obtained  by  measuring  the 
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of  a  triangle  00  that  the  aim  of  the  angles  is  within  6"  of  180°  and  then  distribut- 
:  the  error  equally  over  the  three  angles  was  to  make  the  sum  exactly  180°.  Spherical 
sassi  can  be  disregarded  since  the  triangles  are  not  large  enough  to  be  considered 
m  spherical  triangles.  By  performing  careful  work  in  measuring  the  angles  and  the 
we  line,  the  computations  thruout  the  system  can  be  made  without  further  adjust- 
ssats  and  the  result  be  within  tncr  limit  of  accuracy  consistent  with  city  work  or 
I  k  40  000  to  50  000. 

When  the  angles  in  the  different  triangles  have  been  adjusted  the  lengths 
sf  all  the  sides  in  the  system  are  computed,  starting  with  a  triangle  in  which 
the  base  line  forms  one  of  the  sides.  Since  all  three  angles  and  one  side 
of  this  triangle  are  known,  the  other  sides  can  be  readily  computed  by 
trigonometry-  Each  side  computed  in  this  manner  forms  a  side  of  one  of 
the  adjacent  triangles  and  this  triangle  is  solved  in  a  similar  manner.  The 
vhoJe  system  is  worked  thru  in  this  way  until  the  lengths  of  all  the  sides 
have  been  computed. 

The  Geodefic  Position  of  some  of  the  points  in  the  system  should  be 
band  by  observations  for  latitude  and  longitude.  The  azimuth  of  some  of 
the  sides  should  be  obtained  by  observations  on  the  meridian.  From  these 
observed  positions  the  geodetic  position  and  azimuth  for  any  of  the  other 
points  and  aides  can  be  determined  by  calculation.  See  (2),  (3),  (4),  (7), 
W.  (10a)f  (18),  (24a)  and  (24b). 

Closed  Traverses  may  be  run  from  any  of  the  points  on  the  triangulation 
system  to  locate  any  of  the  topographical  details  desired.  The  accuracy 
of  the  methods  employed  will  depend  upon  the  work  to  be  done.  State 
boundaries,  monuments  defining  property  lines  and  important  points  of 
this  character  warrant  an  accurate  location.  The  traverse  in  such  a  case 
tbould  be  run  with  a  line  joining  two  points  in  the  triangulation  system  as 
oat  aide  of  the  traverse.  The  traverse  can  be  closed  on  this  line  and  its 
v  curacy  definitely  calculated.  Accuracy  as  high  as  1  in  40  000  or  better 
may  be  obtained  if  attention  is  given  to  the  following  points:  Use  transits 
reading  to  20"  or  30";  be  careful  in  centering  over  points  and  sight  on 
plumb  bob  strings  or  pencils  held  over  points;  repeat  the  angles;  use  tape 
with  standard  pull  and  apply  temperature  corrections  to  measurements, 
aeasurecnents  being  made  to  the  nearest  hundredth  of  a  foot.  If  an.  accur- 
acy of  one  in  5  000  to  10  000  is  desired,  the  angles  need  only  be  read  to  the' 
una  rust  minute,  and  tapes  read  to  the  nearest  tenth  of  a  foot,  temperature 
corrections  and  pull  being  neglected. 

k  Closed  Traverse  is  Balanced  by  first  finding  the  error  of  closure.    In  the  esse 
at  tiawetae  work  laid  out  with  transit  and  tape,  it  can  be  assumed  that  the  error  is 
to  the  measurements  with  the  tape  than  to  the  angular  measurements, 
is  therefore  distributed  thruout  the  various  sides  forming  the  traverse  so 
the  lengths  will  be  changed.    The  traverse  is  referenced  to  two  coordinate 
angles  to  each  other.    One  of  the  axes  may  be  a  meridian  or  a  line  in 
The  projection  of  any  line  in  the  traverse  on  the  meridian  axis  is  called 
its  projection  on  the  other  axis  is  called  its  departure.    The  rule  for 
the  error  of  closure  is  as  follows:     The  correction  in  latitude  or  departure 
is  to  the  total  error  in  latitude  or  departure  as  the  latitude  or  departure 
is  to  the  arithmetical  sum  of  the  latitudes  or  departures.    See  (4)  and  (14). 

KsctsngwIsT  Coordinate  System.  In  extensive  triangulation  work  a  point 
m  the  system  is  located  by  its  latitude  and  longitude.  In  surveys  for 
cities  the  effect  of  the  earth's  curvature  and  hence  the  convergence  of  the 
meridians  may  be  disregarded  on  account  of  the  small  area  involved  and 
it  is  much  more  convenient  to  locate  the  points  with  reference  to  two  co- 
ordinate axes  at  right  angles  to  each  other.  One  of  the  axes  chosen  may 
with  a  meridian  line.     Distances  measured  along  the  meridian  ' 
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aada  are  known  as  ordinates  or  y  distances  and  'ti**jw?»?  along  the  othe 
axis  as  abscissas  or  x  distances.  In  order  that  all  x  and  y  distances  ma; 
be  positive,  it  is  convenient  to  locate  the  origin  of  the  axes  outside  of  the  are: 
of  the  survey  or,  if  it  falls  within  the  area,  to  give  it  a  distance  from  souk 
arbitrary  or  zero  origin  so  that  the  x  and  y  distances  will  never  be  negative 
Points  are  then  referenced  to  the  origin  as  so  many  feet  north  and  east 
With  this  system  the  location  of  any  point  is  always  definitely  known  sixloi 
all  surveys  are  tied  to  each  other  by  being  referred  to  the  same  reference 
lines.  The  coordinates  of  an  unknown  point  can  be  calculated  from  thoei 
of  a  known  point  if  the  angle  and  distance  from  the  known  point  to  tin 
unknown  point  are  measured. 

Permanent  Monuments  such  as  stone  bounds  or  concrete  posts  with  a 
drill  hole  in  the  top  face  to  mark  the  center,  are  placed  to  mark  all  importajil 
points  unless  the  point  comes  on  some  permanent  structure  not  liable  tc 
be  disturbed.  Monuments  are  also  placed  to  define  the  street  lines  in  a 
city  layout.  The  permanent  monuments  defining  street  lines  are  usually 
not  set,  if  the  construction  of  the  street  is  going  to  disturb  them,  until  the 
construction  work  is  finished.  Street  monuments  are  set  at  the  inter- 
section of  center  lines  of  streets,  at  one  side  of  the  center,  on  one  side  oi 
the  street  and  sometimes  on  both  sides.  Monuments  located  within  the 
carriageway  are  sure  to  be  disturbed.  It  is  better  to  locate  them  on  the 
sidewalk  at  a  certain  distance  out  from  the  property  line  so  that  they  -will 
always  be  intervisible  and  accessible.  When  a  monument  is  set,  it  is 
important  to  take  offsets  from  it  to  permanent  points  on  buildings  nearby. 
If  the  reference  points  are  well  chosen  they  make  a  good  check  at  any  time 
to  tell  whether  or  not  the  monument  has  been  disturbed.  See  (4),  (7), 
(10a),  (24a),  (24b)  and  (27b).  # 

TOPOGRAPHICAL  SURVEYING 

7.    Stadia  Measurements 

The  Stadia  method  is  used  for  measuring  distances  by  means  of  a  graduated 
rod  and  the  auxiliary  wires  in  the  transit  telescope.  It  is  a  useful  and 
economical  method  for  locating  points  in  any  topographical  survey.  The 
azimuth,  elevation  and  distance  of  any  point  may  be  obtained  by  this 
method  from  some  known  point.  The  two  wires,  one  above  and  the  other 
below  the  central  horizontal  cross-wire  in  the  transit  telescope  are  known 
as  the  stadia  wires,  the  space  between  them  usually  being  fixed.  See  (4) 
and  (14). 

Method  of  Using  the  Stadia.  The  transit  is  set  up  in  the  ordinary 
manner  over  some  known  point.  A  rod  graduated  to  feet  and  hundredths 
is  held  vertically  on  the  point  whose  location  is  desired.  With  the  verniers 
properly  set,  the  instrument  is  sighted  on  the  rod  and  the  horizontal  circle 
read,  which  gives  the  azimuth  of  the  point  or  its  horizontal  angle  from 
some  known  line  in  the  survey.  One  of  the  stadia  wires  is  then  brought 
in  coincidence  with  an  even  foot  mark  on  the  rod  and  the  intercept  on  the 
rod  between  the  two  stadia  wires  is  read  in  feet  and  hundredths  of  a  foot. 
If  the  telescope  is  so  constructed  that  the  ratio  of  the  focal  distance  of  the 
objective  to  the  distance  between  the  stadia  wires  is  100,  an  intercept  of 
1  ft  on  the  rod  means  that  the  point  at  which  the  rod  is  held  is  100  ft  from 
the  objective  of  the  instrument  when  the  telescope  is  horizontal.  A  2-ft 
intercept  would  be  200  ft  and  so  on.  To  obtain  the  distance  to  the  center 
strument,  the  focal  distance  of  the  objective  and  the  distance 
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faon  the  objective  to  the  center  of  the  horizontal  axis  should  be  added  to 
tbe  distance  as  calculated  by  the  rod  intercept.  The  focal  distance  of 
tfce  telescope  may  be  obtained  by  focusing  the  telescope  on  a  distant  point, 
*eh  as  a  star,  and  measuring  the  distance  from  the  center  of  the  objective 
to  the  plane  of  the  wires.  The  distance  of  the  objective  from  the  center 
<i  the  horizontal  axis  may  be  measured  directly  on  the  telescope.  The 
sun  of  these  two  distances  may  ordinarily  be  taken  as  1  ft. 

If  the  point  to  be  located  is  at  a  different  elevation  from  the  point  at 
winch  the  transit  is  set,  the  vertical  angle  is  read.  To  measure  the  vertical 
angle,  the  vertical  distance  from  the  point  over  which  the  instrument  is  set 
to  the  center  of  the  horizontal  axis  of  the  telescope  is  measured  by  a  tape 
or  a  rod.  The  center  horizontal  cross-wire  is  then  set  at  this  same  distance 
on  the  rod  which  is  held  vertically  on  the  point,  the  location  of  which  is 
required.  The  vertical  angle  is  obtained  by  reading  the  vertical  circle. 
In  such  a  case  the  horizontal  distance  as  obtained  from  the  rod  intercept 
between  the  stadia  wires  will  have  to  be  corrected  depending  upon  the 
degree  of  tae  vertical  angle.  For  vertical  angles  under  3°,  no  correction 
is  necessary,  where  distances  are  not  required  nearer  than  1  ft.  Corrections 
far  horizontal  distance  and  differences  in  elevation  are  usually  found  by 
means  of  tables,  diagrams  or  stadia  slide  rule  which  have  been  developed 
from  the  mathematical  formulas  on  which  the  theory  of  the  stadia  is  based. 
Akho  the  ordinary  level  rod  may  be  used,  it  is  rather  difficult  to  read  the 
rod  when  long  sights  are  made.  For  this  reason  special  stadia  rods  are 
saed  on  which  the  graduations  are  more  plainly  marked.  When,  due  to 
at*troctk>ns.  only  one  of  the  stadia  wires  on  the  rod  can  be  seen,  the  rod 
ktereept  may  be  obtained  by  multiplying  by  two  the  intercept  read  between 
the  visible  stadia  wire  and  the  center  horizontal  wire. 

The  Stadia  Reduction  Tables  which  follow  have  been  calculated  on  the 
basis  of  inclined  distances  of  100  ft  and  give  the  difference  in  elevations 
for  vertical  angles  varying  by  2'  from  0°  to  20°  and  the  horizontal  correct 
teas  for  distances  of  100  to  1  000  ft  for  vertical  angles  from  0°  to  20°. 

Izstsaple,  Suppose  the  observed  vertical  angle  and  the  rod  intercept  were  6°  2' 
awl  &M  respectively.  If  the  vertical  angle  was  zero,  the  horizontal  distance  would 
Is  S6<  pins  1.  the  constant  of  the  instrument,  or  507  ft  from  the  center  of  the  instru- 
bjssl  The  difference  in  elevation  between  the  observed  point  and  the  point  at  which 
ts*  transit  is  set  is  found  by  multiplying  the  value  10.45  corresponding  to  6°  2'  by 
&0T  which  equals  52.98  ft.  The  horizontal  distance  is  found  by  subtracting  the  horizon- 
tal correction  as  follows:  507  ft  minus  5.5  ft  equals  501.5  ft.  The  difference  in  eleva- 
tiss  ssd  the  horizontal  distance  may  be  computed  for  angles  larger  than  those  given 
is  the  table  by  mrs  m  of  the  formulas  following. 

mi  ill  lira  in  blsvation  ■  (d/t*)y  XHsfci2a  +  (d+c)sina» 
SJOSUSOtfTAL  M8TANCB  -  (d/i)y  X  cos1  a  +  (d  +  c)  cos  a 

d  tsptesents  tbs  focal  distance  of  the  objective,  i  the  distance  between  stadia  wires, 
T  the  utist  ■  wml  rod  intercept  between  stadia  wires,  a  the  observed  vertical  angle,  and  c 
the  lirtsnr*  on  the  telescope  from  center  of  objective  to  center  of  horizontal  axis. 
la  sssst  transits  rf/i  is  100  and  (d+c)  -lft. 

8.    Plane-Table  Surveys 

Ike  Pfana-Table  is  a  useful  instrument  for  topographical  work  in  that 
m  mapped  in  the  field  and  the  contours  can  be  more  accurately 
than  if  they  were  drawn  in  on  the  map  at  some  later  time  from 
fctd  Botes.     See  (4)  and  (14). 

of  Work.    A  sheet  of  drawing  paper  is  attached  to  the  board, 
m  mounted  on  a  tripod.    The  tripod  and  board  are  set  over  ^ 
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Table  I.— Stadia  Reduction  Table  (3) 
Differences  of  Elevation 


Sect 


Min. 

0° 

1° 

2° 

3° 

4° 

5° 

6° 

7° 

8° 

9° 

0... 

0.00 

1.74 

3.49 

5.23 

6.96 

8.68 

10.40 

12.10 

18.78 

16.4 

2... 

0.06 

1.80 

3.55 

5.28 

7.02 

8.74 

10.46 

12.15 

13.84 

16.  6 

4... 

0.12 

1.86 

3.60 

5.34 

7.07 

8.80 

10.51 

12.21 

18.89 

15.6 

6... 

0.17 

1.92 

3.66 

5.40 

7.13 

8.86 

10.67 

12.26 

18.96 

16. € 

8... 

0.23 

1.98 

3.72 

6.46 

7.19 

8.91 

10.62 

12.32 

14.01 

16.6 

10... 

0.29 

2.04 

3.78 

6.62 

7.26 

8.97 

10.68 

12.38 

14.06 

15.7 

12.  .. 

0.36 

2.09 

3.84 

5.57 

7.30 

9.03 

10.74 

12.43 

14.12 

16.7 

14... 

0.41 

2.16 

3.90 

5.63 

7.86 

9.08 

10.79 

12.49 

14.17 

16.8 

16... 

0.47 

2.21 

3.95 

6.69 

7.42 

9.14 

10.86 

12.56 

14.23 

16.8 

18... 

0.52 

2.27 

4.01 

6.75 

7.48 

9.20 

10.91 

12.60 

14.28 

16.9 

20... 

0.58 

2.33 

4.07 

6.80 

7.53 

9.25 

10.96 

12.66 

14.34 

16.0 

22... 

0.64 

2.38 

4.13 

5.86 

7.69 

9.31 

11.02 

12.72 

14.40 

16.0 

24... 

0.70 

2.44 

4.18 

5.92 

7.65 

9.87 

11.08 

12.77 

14.46 

16.1 

26... 

0.76 

2.50 

4.24 

5.98 

7.71 

9.43 

11.13 

12.88 

14.61 

16.1 

28... 

0.81 

2.56 

4.80 

6.04 

7.76 

9.48 

11.19 

12.88 

14.56 

16.2 

30... 

0.87 

2.62 

4.86 

6.09 

7.82 

9.54 

11.25 

12.94 

14.62 

16.2 

32.  .. 

0.93 

2.67 

4.42 

6.15 

7.88 

9.60 

11.30 

13.00 

14.67 

16  .a 

34 .  .  . 

0.99 

2.73 

4.48 

6.21 

7.94 

9.65 

11.36 

13.05 

14.73 

16.8 

36... 

1.05 

2.79 

4.58 

6.27 

7.99 

9.71 

11.42 

13.11 

14.79 

16.4 

33.  .. 

1.11 

2.85 

4.59 

6.38 

8.05 

9.77 

11.47 

13.17 

14.84 

16.6 

40.  .. 

1.16 

2.91 

4.66 

6.38 

8.11 

9.83 

11.58 

13.22 

14.90 

16.6 

42.  .. 

1.22 

2.97 

4.71 

6.44 

8.17 

9.88 

11.59 

13.28 

14.96 

16.6 

44.  .. 

1.23 

3.02 

4.76 

6.50 

8.22 

9.94 

11.64 

13.83 

15.01 

16.6 

46.  .. 

1.31 

3.08 

4.82 

6.66 

8.28 

10.00 

11.70 

13.89 

16.06 

16.7 

48.  .. 

1.40 

3.14 

4.88 

6.61 

8.34 

10.05 

11.76 

13.45 

15.12 

16.7 

50... 

1.45 

3.20 

4.94 

6.67 

8.40 

10.11 

11.81 

13.50 

16.17 

16.8 

62... 

1.51 

3.26 

4.99 

6.73 

8.45 

10.17 

11.87 

13.56 

15.28 

16.8 

54... 

1.57 

3.31 

6.05 

6.79 

8.51 

10.22 

11.93 

18.61 

16.28 

16.9 

56.  .  . 

1.63 

8.37 

5.11 

6.84 

8.67 

10.28 

11.98 

13.67 

16.84 

16.9 

58... 

1.69 

8.43 

5.17 

6.90 

8.63 

10.34 

12.04 

18.73 

15.40 

17.0 

60.  .. 

1.74 

3.49 

6.23 

6.96 

8.68 

10.40 

12.10 

13.78 

16.45 

17.1 

Horizontal  Corrections  (3) 


Distance 

0° 

1° 

2° 

3° 

4° 

5° 

6° 

7° 

8° 

9° 

100 

oooooooooo 
oooooooooo 

0.0 
0.1 
0.1 
0.1 
0.2 
0.2 
0.2 
0.2 
0.3 
0.3 

0.1 
0.2 
0.4 
0.5 
0.6 
0.7 
0.8 
1.0 
1.1 
1.2 

0.8 
0.5 
0.8 
1.1 
1.4 
1.6 
1.9 
2.2 
2.4 
2.7 

0.5 
1.0 
1.5 
2.0 
2.5 
2.9 
8.4 
3.9 
4.4 
4.9 

0.8 
1.5 
2.3 
3.0 
3.8 
4.6 
5.3 
6.1 
6.8 
7.6 

1.1 
2.2 
3.3 
4.4 
5.5 
6.5 
7.6 
8.7 
9.8 
10.9 

1.5 

3.0 

4.5 

6.0 

7.6 

8.9 

10.4 

11.9 

13.4 

14.9 

1.9 

3.9 

5.8 

7.8 

9.7 

11.6 

13.6 

15.5 

17.5 

19.4 

2. 

200 

4. 

300 

7. 

400 

9. 

500.  ..• 

12. 

600 

14. 

700 

17. 

800 

19. 

900 

22. 

1000 

24. 

point  from  which  the  observations  are  to  be  made  and  the  board  is  levele 
A  point  on  the  paper  is  centered  over  the  point  on  the  ground  by  means  of  t 
plumb  bob  arm.  Call  this  point  a.  Clamp  the  horizontal  motion.  T 
position  of  an  unknown  point  b  may  now  be  determined  by  bringing  t 
edge  of  the  ruler  of  the  alidade  in  coincidence  with  the  plotted  position  ol 
at  the  same  time  sighting  on  a  rod  held  at  b.  Draw  a  line  along  the  ed 
of  the  ruler  when  in  this  position.     By  means  of  the  stadia,  calculate  t 
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Table   I.— Stadia  Reduction  T«bl«  (8) 

Differences  of  Elevation 


Mis. 

10" 

..• 

12° 

,,. 

14" 

16' 

10° 

17° 

18° 

,r 

, 

17.10 

18.73 

20.34 

21.92 

23  47 

25.00 

26.50 

27.96 

29.39 

80.78 

1 

17    16 

78 

20.89 

21 

97 

23.62 

25 

55 

28 

01 

29 

30 

S3 

17.21 

18 

8* 

22 

02 

23.58 

25 

26 

59 

28 

29 

48 

30 

17.26 

18 

89 

20.50 

22 

08 

23.63 

25 

15 

64 

28 

10 

29 

53 

30 

92 

1 

17.  n 

18 

20.66 

22 

13 

23.68 

25 

20 

26 

69 

28 

58 

30 

17.37 

20.60 

23.73 

26 

26 

26 

74 

2» 

20 

01 

11  '.'.'. 

05 

20.66 

22 

23 

25 

29 

67 

31 

06 

11  ... 

n.ta 

19 

11 

20.71 

22 

28 

23.33 

26 

36 

26 

84 

28 

30 

29 

72 

10 

17.54 

20.76 

34 

23.88 

26 

89 

28 

84 

29 

76 

31 

15 

17.69 

21 

20.81 

22 

39 

23.93 

26 

26 

94 

ZS 

29 

19 

i7.  a 

19 

20.87 

44 

29 

86 

24 

a.'.'.'. 

32 

20.92 

22 

49 

26 

55 

27 

28 

28 

u    . 

17^76 

19 

as 

20.97 

28 

64 

29 

96 

31 

33 

17.81 

43 

21.03 

22 

05 

27 

13 

80 

00 

as 

a  '.. 

17.86 

19 

48 

2108 

24.19 

18 

28 

63 

30 

» ... 

17.92 

21.13 

22 

70 

.11 

*•    . 

19 

69 

21.18 

24^29 

26 

SO 

27 

28 

28 

73 

30 

18  03 

19 

21.24 

22 

80 

19 

31 

66 

1° 

24.39 

26 

90 

27 

38 

28 

82 

30 

23 

» 

19 

21.34 

22 

24.44 

43 

28 

87 

30 

28 

31 

80 

21.49 

20 

00 

'il 

48 

28 

30 

32 

a".] 

21.45 

23 

01 

24.65 

62 

2K 

SO 

!i7 

21.50 

06 

24.60 

20 

27 

29 

30 

78 

*.'.'.. 

96 

21. 56 

23 

24.65 

62 

29 

06 

80 

u 

18  41 

20 

02 

21.60 

23 

16 

24.70 

20 

27 

61 

».  .. 

0-7 

21.66 

24.75 

26 

25 

27 

72 

29 

80 

55 

X    .. 

20 

12 

21.71 

23 

27 

29 

20 

30 

60 

31 

96 

M  ... 

21    76 

24.85 

35 

2T 

81 

29 

26 

30 

ft.... 

20 

23 

21.81 

23 

37 

30 

30 

69 

32 

06 

m. 

28 

21  87 

27 

Bl 

29 

34 

18^73 

20 

21.92 

23 

47 

26.00 

26 

50 

27 

96 

29 

39 

30 

78 

32 

14 

Horizontal  Corrections   (3) 


13 

14° 

„ 

t 

3         5 

1        59 

-* 

am    '.'.'.']  30.2  1  36 


■ortBontal  distance  and  difference  or  elevation  between  a  and  b.  The 
■ant  b  is  plotted  by  scaling  off  this  distance  on  the  line  drawn  on  the  paper. 
,ta  elevation  is  noted  opposite  its  plotted  position.  Other  point*  may 
■  located  and  plotted  in  the  came  manner.  The  contours  and  other 
lopncnpbiesl  detail  taken  at  one  set  up  nlajr  be  drawn  in  on  the  ehnet  as 
fee  survey  is  made.  la  a  similar  manner,  the  whole  area  U>  be  surveyed 
oay   be  plotted  in   the  field  by  observations  from  different  points.     T>~ 
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different  drawings  can  then  be  combined  into  one  map  of  the  size  desired. 
It  is  not  practicable  to  work  with  the  plane-table  except  in  pleasant  weather. 
This  instrument  is  extensively  used  in  the  topographical  work  carried  out 
by  the  United  States  Government. 

Traverses  may  be  run  with  the  plane-table  as  follows:    In  Fig.  10,  the 

plane-table  is  set  over  a,  and  b  is  located  by  the  method  previously  described. 

.    «     Take  the  table  to  b  and  set  the  plotted  position  of  b  over 

JL  y'^  point  6  on  the  ground  with  the  horizontal  motion  of  the  table 
/«  undamped.     Place  the  edge  of  the  ruler  or  alidade  coincident 

with  the  plotted  line  a  b  and  sight  back  on  point  a  and  clamp 
^*  the  table.     Now  locate  and  plot  point  c  from  6.     Move  the 

table  to  c,  orient  on  b  and  then  locate  d.  In  a  similar  manner  other 
points  of  the  traverse  are  located  and  plotted,  care  being  taken  to  orient 
the  table  at  each  set  up. 

Intersection  Method  of  Location  is  as  follows:    In  Fig.  11,  the  points 
a,  o,  e»  d  and  e  are  to  be  located.     Set  the  table  over  a  and  mako  pointings 
At  6,  c,  d  and  e,  each  time  drawing  the  lines  on  the  board  showing  the  direc- 
tion of  these  points  from  a.     Take  the  distance  of  6  from  a 
by  stadia  or  direct  measurement  and  plot  b  on  the  line  ab. 
No  other  distances  need  be  measured.     Move  the  table  to 
6,  set  the  plotted  position  of  b  over  point  b  on  the  ground 
and  orient  table  on  a.     Point  the  alidade  and  draw  lines  to 
c,  d  and  e.    The  intersections  of  these  lines  with  the  lines 
drawn  to  these  respective  points  when  the  table  was  at  a 
locate  the  points  c,  d  and  e.  Fig.  11 

The  Resection  Method  of  Location  is  used  to  locate  a 
point  from  a  base  line  as  in  the  intersection  method,  except  it  is  impossible 
to  set  the  instrument  over  but  one  end  of  the  base  line  a  b.  In  Fig.  11  it  is 
desired  to  locate  c  from  the  base  a  b.  Set  the  table  over  a,  point  to  b,  meas- 
ure a  6  and  plot  b.  Point  to  c  and  draw  indefinite  line  a  c.  Assume  that 
a  c  is  not  measured,  but  that  its  distance  may  be  approximated.  Plot  the 
approximate  position  of  c  on  line  a  c.  Move  the  table  to  c,  setting  the  plotted 
position  of  c  over  c  on  the  ground.  Orient  the  table  on  a.  With  the  edge 
of  the  ruler  of  the  alidade  coincident  with  plotted  position  of  b  eight  on  b 
and  draw  a  line  which  will  intersect  the  line  a  c  and  give  the  correct  posi- 
tion of  c.  The  new  position  of  c  should  then  be  set  over  the  point  c  on 
the  ground  and  the  table  oriented  on  a  or  b,  after  which  the  table  is  in  posi- 
tion to  continue  the  work. 

The  Three  Point  Problem  consists  in  finding  the  plotted  position  of  a 
point  from  observations  on  three  points  already  plotted  on  the  sheet.  In 
Fig.  11,  the  position  of  points  e,  d  and  c  have  been  plotted.  It  is  desired 
to  set  the  table  over  the  point  b  on  the  ground  and  orient  it  so  as  to  continue 
the  work.  Place  a  sheet  of  tracing  cloth  over  the  drawing  and  set  the  table 
over  6  on  the  ground,  choosing  any  convenient  point  on  the  tracing  cloth 
as  the  plotted  position  of  b.  With  the  alidade  coincident  with  this  position 
of  b  make  pointings  and  draw  indefinite  lines  on  the  tracing  cloth  to  the 
field  positions  of  e,  d  and  c.  Remove  the  alidade  and  shift  tracing  cloth 
until  the  three  lines  on  the  cloth  pass  thru  the  plotted  positions  of  «,  d 
and  c.  Prick  thru  the  intersection  of  these  three  lines  to  the  paper  and 
this  point  will  be  the  plotted  position  of  point  b.  Set  up  table  with  this 
plotted  position  of  6  oyer  6  on  the  ground,  orient  on  e,  d  or  c  and  proceect 
with  the  work. 
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ASTRONOMICAL  OBSERVATIONS 
9.    Astronomical  Terms 

r  geographical  position  of  a  point  on  the  earth's  surface 


IS).  It  is  frequently  necessary  in  higway  surveys  to  find  the  arimuth  of 
se  or  more  of  the  lines  of  the  survey.  The  following  definitions  of  aetro- 
MCjcmi  terms  are  given  in  order  to  make  clear  the  methods  of  determining 
v  irimuth  (see  fig.  12). 

Tke  Celestial  Sphere  is  a  sphere  having  the  earth  as  a  center  and  a  sur- 
t*  of  infinite  radius. 

The  Polar  Axis  is  the  earth's  axis  produced.  * 

las  Horizon  is  the  great  circle  SEN. 

The  Zenith  Z  is  the  point  on  the  celestial  sphere  On  a  vertical  thru  the 

server's  position  and  perpendicular  to  the  plane  of  the  horison. 

The  Meridian  S  Z  N  is  the  line  of  intersection  of  a  plane,  passing  thru  the 

lilh  and  tbe  poles,  with  the  celestial  sphere. 

The  Declination  0  T  of  a  body  is  the  angular  distance  north  or  south  of 

>  equator  measured  on  a.  great  circle  passing  thru  the  pole  and  the  body, 

ipeachcular  to  the  equator.     The  declination  is  positive  when  north  of 

*  equator  and  negative  when  south  of  the  equator. 

Fae  Polar  Distance  0  P  of  a  body  is  the  distance  of  a  body  from  the 

»  measured  on  a  great  circle.     It  is  always  equal  to  90°  minus  the  derlina- 

a.     When  the  declination  is  negative,  tbe  polar  distance  will  hence  be 

star  than  90°. 

1  Tartical  Circle  Z  0  is  the  line  of  intersection  of  a  plane,  with  the  celes- 

1  sjiIiiii  .  which  passes  thru  tbe  senith  and  the  body  and  is  perpendicular 

the  horison. 

I  Mia  J  a  OX  ii  the  distance  of  the  body  above  tbe  horison  measured  on 
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The  Zenith  Distance  ZO  is  90°  minus  the  altitude. 

Azimuth  is  the  angle  Q  Z  O  at  the  zenith  between  the  meridian  and  i 
vertical  circle  thru  the  body,  or  the  arc  on  the  horizon  between  th< 
meridian  and  the  point  where  the  vertical  circle  thru  the  body,  intersect 
the  horizon. 

Longitude  is  the  arc  measured  on  the  equator  between  the  meridiai 
passing  thru  the  point  of  the  observer  and  some  other  meridian.  Al 
longitudes  are  usually  referred  to  the  Greenwich  meridian. 

Latitude  Q  Z  of  a  point  is  the  distance  of  its  zenith  above  the  equatoi 
measured  on  the  meridian. 

Refraction  is  the  displacement  of  the  rays  of  light  from  a  celestial  bod; 
due  to  atmospheric  conditions.     All  bodies  hence  appear  higher  than  the; 
really  are  and  the  observed  altitudes  have  to  be  changed  by  subtracting 
correction    for   refraction.     Refraction    corrections   may    be    found    fror 
Bessel's  Refraction  Tables.     See  also  (2),  (3),  (4),  (7),  (8),  (10a)  and  (18} 

The  American  Ephemeris  and  Nautical  Almanac  is  published  by  the  U.  £ 
Government  and  contains  data  relative  to  the  position  of  many  of  the  celec 
tial  bodies  with  reference  to  the  Greenwich  meridian.  The  declination  c 
the  sun  is  tabulated  for  each  day  at  Greenwich  noon  together  with  th 
rate  of  hourly  change.  For  positions  at  any  other  meridian  than  Green 
wich  and  at  any  other  instant  than  noon,  the  difference  in  time  must  b 
found  between  the  time  of  the  observation  at  the  observer's  meridian  an< 
the  Greenwich  meridian.  The  rate  of  hourly  change  is  applied  to  this  ic 
terval  of  time  and  the  value  of  the  declination  is  interpolated  from  th 
value  given  in  the  table. 

10.    Determination  of  Azimuth 

Azimuth  is  usually  measured  continuously  from  0  to  360°  from  the  soul 
point  by  the  way  of  west,  north,  and  east.  It  is  hence  necessary  t 
determine  the  position  of  the  true  meridian  before  the  azimuth  can  fc 
found.  Approximate  values  of  the  azimuth  may  be  found  with  the  com  pas 
Accurate  determinations  can  be  made  by  observations  with  a  transit  on  tli 
stars  or  sun.     See  (4),  (7),  (8),  (10a),  (24a)  and  (24b). 

By  Compass.  Angles  read  direct  from  the  compass  give  the  magneti 
tearing  of  the  line  since  the  needle  points  to  the  magnetic  meridian.  Th 
needle  points  to  the  true  north  or  meridian  at  only  a  very  few  places.  Tl 
angle  between  the  plane  of  the  true  meridian  and  the  magnetic  merkiia 
is  called  the  magnetic  declination  of  the  needle.  The  declination  is  d< 
scribed  as  cast  or  west  respectively,  as  the  needle  points  east  or  west  < 
the  true  meridian.  The  magnetic  declination  is  subject  to  several  variatioi 
as  follows:  Secular,  daily,  annual  and  irregular  variations.  Secular  varii 
tion  is  the  most  important.  The  annual  variation  can  be  neglected.  Tj 
total  movement  of  the  daily  variation  is  from  5'  to  15'  of  arc.  Irreguli 
variations  are  those  due  to  magnetic  storms.  The  amount  of  declinatu 
for  any  place  may  be  approximated  by  empirical  formulas  or  from 
isogonic  charts  prepared  by  the  U.  S.  Coast  and  Geodetic  Survey.  On 
isogonic  chart,  places  having  the  same  magnetic  declination  are  connect 
by  lines  called  isogonic  lines.  An  accurate  determination  of  the  declinat 
can  be  made  with  the  compass  by  finding  the  true  meridian  by  obs 
vation  on  Polaris.  The  bearing  of  the  true  meridian  is  the  amount  of 
declination.  By  drawing  a  figure  of  the  north,  south,  east  and  west  lii 
it  is  readily  seen  whether  the  observed  declination  is  to  be  added  to 
subtracted  from  the  magnetic  bearing  to  get  the  true  bearing.     The  azimi 
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<4  a  line  referred  to  the  south  point  is  calculated  from  its  true  bearing  as  fol- 
Ito:  If  its  bearing  is  southwest,  the  azimuth  and  bearing  are  the  same; 
i  rjorthwest,  add  90°  to  get  the  azimuth;  if  northeast,  add  180°;  if  south- 
*>i.  add  270°. 

By  Observation  on  a  Star.  A  simple  method  is  to  observe  Polaris  at 
cither  it**  eastern  or  western  elongation.  Polaris  is  a  convenient  star  to  use 
taause  it  is  readily  found  in  the  heavens  due  to  its  magnitude  and  its 
p  nit  ion  with  reference  to  the  constellation  Cassiopeia  and  the  Great  Dipper, 
L'rsa  Major,  see  Fig.  13.  A  line  thru  the  two  stars 
h  the  outer  edge  of  the  Dipper  always  points  ap- 
proximately to  the  pole  star,  which  can  be  distin- 
guished on  account  of  its  brightness  or  magnitude. 
The  star  is  in  upper  or  lower  culmination  when 
vertically  above  or  below  the  pole  respectively  and 
ia  eastern  or  western  elongation  when  east  or  west 
of  the  pole.  The  transit  is  carefully  set  up  over 
a  (rant  on  the  ground  and  the  telescope  pointed 
al  the  pole  star.  The  vertical  cross-wire  is  kept 
oc  the  star  until  its  motion  in  an  easterly  or 
ve*ter\y  direction  ceases.  The  telescope  is  then 
depressed  and  a  point  set  at  some  distance  away 
co  the  ground.  The  interval  of  elongation  is 
Fiffiriently  long  so  that  the  operation  can  be  re- 
peated several  times  and  an  accurate  location  of 
the  point  on  the  ground  secured.  The  angle  be- 
tween the  true  meridian  and  the  pole  star  at  elonga- 
tion may  be  calculated  by  the  formula  sin  a  =  sin 
p  sec  I  in  which  a  is  the  angle  required,  p  the  polar 
distance  of  the  star,  and  I  the. latitude  of  the  ob- 
«rver.  This  angle  is  turned  off  in  the  proper  di- 
rertion  from  the  line  established  on  the  ground, 
thos  defining  the  line  which  will  be  a  true  north 
a»j  soath  line.  If  the  point,  over  which  the  transit  is  set  up,  is  a  point 
is  nme  line  of  the  survey,  the  azimuth  of  this  line  can  then  be  measured 
by  finiing  the  an?le  between  it  and  the  meridian.  The  azimuth  of  the 
other  lines  in  the  survey  can  be  calculated  with  reference  to  this  line  by 
means  of  the  horizontal  angles. 

By  Observation  on  the  Sun  with  Engineer's  Transit.    See  (2),  (3),  (4), 
(7).  (s».  (iQa)  and  (18). 

By  Observation  on  the  Sun  with  Solar  Attachment.  By  means  of  the 
»2ar  attachment  the  meridian  line  is  determined  directly  by  observation 
without  any  calculation.  The  method  with  a  Saegmuller  solar  attachment 
will  be  deacribecL  Set  up  the  transit  with  its  solar  attachment  over  a  point 
an  the  line  whose  azimuth  is  to  be  determined.  Sight  at  a  distant  point 
b  thw  line  with  the  verniers  set  at  zero  and  clamp  the  lower  motion.  Bring 
the  solar  telescope  into  the  same  vertical  plane  as  the  line  of  sight  of  the 
trans t  by  sighting  on  the  same  point.  Make  the  telescope  of  the  transit 
ferel  by  means  of  its  attached  level.  Calculate  the  declination  of  the  sun 
from  the  Ephemeris  for  the  time  the  observation  is  to  be  made.  It  will  be 
aereaaary  to  correct  the  declination  for  refraction.  Point  the  transit 
lefe^-ope  approximately  south  by  means  of  the  compass  and  clamp  the 
pJMrf  Set  the  vertical  angle  equal  to  the  sun's  corrected  declination, 
y.n.^iTig  the  transit  telescope  upward  if  declination  is  south  and  downward  if 
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north  declination.  Next  make  the  solar  telescope  level  by  means  of  iti 
level  bubble  and  clamp  it.  Then  point  the  telescope  of  the  transit  upwarc 
with  a  vertical  angle  equal  to  90°  minus  the  latitude.  This  brings  the  polai 
axis  of  the  solar  telescope  parallel  to  the  polar  axis  of  the  earth.  Th< 
relative  positions  of  the  transit  and  solar  attachment  are  shown  in  Fig.  12 
Next  point  the  solar  telescope  at  the  sun,  bringing  the  sun's  image  to  the 
center  of  the  square  by  the  four  cross-wires  in  the  solar  telescope  and  clamp 
Make  an  accurate  pointing  by  means  of  the  tangent  screw  on  the  horizontal 
plate  of  the  transit  and  the  tangent  screw  of  the  polar  axis  of  the  sola] 
attachment.  The  line  of  sight  of  the  transit  now  lies  in  the  plane  of  th< 
meridian  since  the  vertical  axis  points  to  the  zenith,  the  polar  axis  to  thi 
pole  and  the  solar  telescope  to  the  sun.  The  angle  between  the  meridiai 
and  the  reference  line  is  read  on  the  horizontal  plate  of  the  transit.  Obser- 
vations should  not  be  made  near  noon,  sunrise  or  sunset  as  the  best  result* 
are  not  obtained  during  these  periods. 

HIGHWAY  SURVEYING 

11.    Scope  of  Highway  Surveying 

Surveys  for  Streets.  The  importance  of  property  values  within  the  city 
limits  demands  that  the  work  of  the  survey  be  done  with  extreme  accuracy 
in  order  to  avoid  extensive  and  troublesome  litigation.  The  endless  trouble 
ensuing  from  existing  old  surveys,  which  have  been  made  from  time  tc 
time  as  the  city  has  grown,  as  well  as  the  addition  of  suburban  areas  has 
been  the  cause  of  resurveying  many  of  the  larger  and  more  important  cities. 
The  plan  usually  followed  is  to  establish  a  system  of  triangulation  or  oi 
closed  traverses.  From  points  on  these  systems  other  traverses  are  run  oul 
so  that  ultimately  all  monuments,  street  lines,  etc,  are  referenced  in  with 
the  main  system  and  accurately  located.  For  purposes  of  drawing  up  a 
plan  of  the  street  system  in  undeveloped  areas  or  improving  the  present 
street  plan,  a  survey  of  this  kind  should  embrace  taking  all  the  topographical 
details  and  contours,  so  that  a  comprehensive  map  of  the  area  can  be  pre- 
pared. Surveys  for  the  improvement  of  individual  streets  are  made  with 
reference  to  the  monuments  and  should  include  all  the  information  from 
which  a  plan,  profile  and  cross-sections  can  be  prepared. 

Surveys  for  Roads.  The  nature  of  the  work  does  not  demand  the  same 
degree  of  accuracy  as  is  required  in  city  surveying.  The  surveys  are  not 
always  tied  in  with  any  system  of  points  previously  established  by  triangu- 
lation or  by  closed  traverses  accurately  balanced.  A  survey  on  one  road 
may  be  made  entirely  independent  of  that  on  another  road  since  the  roadi 
are  usually  so  widely  separated  that  there  is  no  important  relation  between 
the  two.  Adjoining  surveys  on  the  same  road  should  be  connected  with 
each  other  but  even  then  it  is  not  essential  that  the  stationing  be  continuous. 
In  those  states  which  have  been  divided  into  townships  and  sections  by 
north  and  south  lines  run  according  to  the  true  meridian  and  other  lines 
crossing  them  at  right  angles  in  the  same  manner  that  the  Public  Land 
Surveys  of  the  United  States  are  made,  monuments  will  be  found  marking 
the  township  and  section  corners.  By  referencing  the  road  survey  to  these 
monuments,  an  accurate  check  on  the  work  can  be  obtained.  The  infor- 
mation obtained  for  the  improvement  of  an  individual  road  should  be  such 
that  a  plan,  profile  and  cross-sections  can  be  prepared.  Much  of  the  data 
— "Hioned  in  Sect.  4  can  be  obtained  at  the  time  the  survey  is  made,  such 
tditions  of  foundation  and  drainage,  shipping  points,  locations  oi 
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material  which  is  available  for  construction  purposes,  and  examination  of 
Averts,  bridges  and  other  structures. 

Savveys  for  Maps.  Topographical  maps  of  several  of  the  states  pre- 
pared by  the  U.  S.  Geol.  Survey  may  be  obtained,  but  it  frequently  happens 
that,  where  a  system  of  roads  is  contemplated,  no  road  map  of  the  area  is 
tradable.  A  plan  map  showing  roads,  water  courses,  county  and  town 
cnes  is  sometimes  all  that  is  desired.  Such  a  map  may  be  prepared  with 
sufficient  accuracy  from  the  surveys  of  the  roads,  as  they  are  made,  if 
these  surveys  are  connected  and  balanced  as  closed  traverses.  Extensive 
surveys  have  been  made  in  some  states,  covering  the  whole  system  of 
within  the  state,  for  the  sole  purpose  of  making  a  road  plan. 

12.    Selection  of  Location 

Which  Should  Be  Considered  in  making  a  selection  of  location 
are  discussed  in  Sects.  4,  6  and  7.  The  problem  is  often  very  much  simpli- 
fied due  to  the  fact  that  the  proposed  improvement  follows  an  existing 
highway  and  many  of  the  features  which  would  influence  the  location  can 
be  aeen  by  traveling  over  the  highway.  Where  there  is  some  doubt  as  to 
the  best  location,  a  reconnaissance  of  the  area  should  be  made  and  one  or 
more  preliminary  surveys  run  until  the  best  route  is  found.  If  compre- 
hensive topographical  maps  are  obtainable,  map  locations  of  the  proposed 
highway  may  be  made,  in  which  case  the  necessity  for  more  than  one 
sarvey  in  the  field  may  be  avoided. 

13.    Transit  Line 

Surveys  for  individual  streets  or  roads  are  made  with  reference  to  a 
transit  line.  In  the  case  of  city  streets  the  transit  line  would  be  tied  in 
with  the  monuments  found  along  the  streets  that  have  previously  been 
located  from  the  triangulation  or  traverse  system.  In  the  western  states 
the  transit  line  is  generally  tied  in  with  the  monuments  designating  town- 
ihip  and  section  corners  that  have  been  established  by  the  U.  S.  Public 
Land  Survey.  As  a  general  rule  the  transit  line  should  be  run  so  as  to 
«oiocjde  with  the  center  line  of  the  proposed  location.  Information  for 
locations  which  follow  the  old  right-of-way,  however,  may  be  just  as  ac- 
mrateiy  obtained  from  a  line  run  at  one  side  of  the  highway  as  one  run  on 
iht  proposed  center  line.  Traffic  conditions  often  interfere  with  running 
the  transit  line  in  the  center  of  the  highway.  In  some  cases  where  a  car 
track  is  located  in  the  road,  the  transit  line  may  be  made  to  coincide  with 
the  line  of  one  of  the  rails,  in  which  case  the  relocation  of  the  line  at  any 
bier  time  is  an  easy  matter  without  the  use  of  a  transit.  When  the  transit 
hae  does  not  coincide  with  the  finished  center  line,  the  offsets  to  the  finished 
neater  line  may  be  obtained  from  the  plan  location  of  the  latter.  These 
offsets,  when  used  in  connection  with  the  transit  line  in  the  field,  will  serve 
to  locate  the  finished  center  line  of  road  for  construction  purposes. 
Mica.  State  Highway  Comm.  Method  (26b).  "In  establishing  center  line,  per- 
luments  of  U.  S.  Government  land  surveys  are  followed.  If  such  monu- 
do  not  exist,  section  and  quarter-section  corners  must  be  established  following 
of  the  U.  S.  Government  survey.  The  plan  must  contain  a  description 
it  detail  so  that  the  road  can  be  plotted  on  township  maps,  referring  to  U.  S. 
survey  points  and  give  exact  location  of  points  of  beginning  and  ter- 
In  the  case  of  ■«gtiwg  roads,  where  the  center  line  crosses  section  or  quarter  • 

,  Che  station  or  place  at  the  intersection  must  be  noted  together  with  the 

ftp  the  nearest  section  or  quarter-section  monument.    All  angles  must  be 
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marked  with  permanent  monuments  set  on  the  center  line.  The  plan  should  hav 
upon  it  a  small  key  map  of  the  township  showing  the  location  of  the  road." 

Survey  Party  and  Its  Equipment.  The  party  ior  road  surveys  usuall: 
comprises  one  transitman  and  three  assistants  who  serve  as  rodmen  an< 
chainmen.  The  equipment  should  include  the  following  instruments 
one  engineer's  transit  reading  to  l'  or  30",  one  100-ft  steel  tape  graduate! 
to  feet  and  hundredths  of  a  foot,  two  50-ft  metallic  tapes,  one  self-readini 
level  rod,  range  poles,  pins,  plumb-bobs,  spikes,  tacks,  chalk,  axe,  sledge 
stakes  and  some  red  cloth. 

N.  Y.  State  Highway  Comm.  Practice  (12).  "The  survey  party  will  usuall: 
consist  of  the  following:  One  surveyor  in  charge;  1  instrument  man;  rodmen 
chainmen,  axemen,  to  the  number  of  5;  making  a  total  of  7  in  the  party.  The  equip 
ment  shall  Include  a  transit  and  a  level,  2  steel  chain  tapes  100  ft  long,  2  sighting  pole* 
8  plumb-bobs,  2  level  rods,  8  50-ft  metallic  box-tapes,  2  hatchets,  crayon,  pencils 
scales,  note  book  covers  and  sheets,  copy  of  official  general  instructions,  blanks  fo 
reports,  expense  accounts,  vouchers,  hotel  bills,  etc.  Nails,  spikes,  cloth,  and  sue! 
articles  should  be  bought  in  the  field.  All  useful  data  of  previous  surveys  in  th 
vicinity  shall  be  carried;  these  shall  include  B.M.'s,  transit  point  ties,  and  a  diagran 
of  base-lines  showing  station  equalizations;  these  must  be  copied  before  going  infc 
the  field,  so  that  the  original  notes  will  not  be  removed  from  the  office. 

"A  small  camera  will  be  furnished  each  survey  party,  and  photographs  shall  b 
taken  of  any  bridge,  culvert,  retaining  wall  or  other  object  or  place,  the  treatmen 
of  which  in  preparing  plans  will,  in  the  judgment  of  the  engineer  in  charge,  be  a  matte 
requiring  extra  precaution  or  study.  It  is  not  desired  that  photographs  be  takei 
of  any  objects  or  places,  the  proper  treatment  of  which  presents  no  unusual  features 
All  films  must  be  carefully  listed,  and  the  prints,  when  made,  must  be  incorporate* 
in  the  note  book  near  the  proper  station;  when  the  survey  base  line  is  in  the  field  o 
view  it  should  be  indicated  on  the  picture.  Films  sent  to  the  First  Deputy's  offio 
will  be  developed  and  printed  there." 

The  Transit  Line  is  Stationed  every  50  or  100  ft  depending  upon  th< 
character  of  the  topography  and  the  accuracy  desired  for  the  estimate  o 
grading.  Surveys  for  highway  work  require  the  measurement  of  the  actua 
distances  around  the  arc  where  curves  occur.  Stationing,  however,  maj 
be  measured  along  the  tangents  of  a  curve  without  appreciable  difference 
from  the  actual  curve  length  when  the  external  angle  between  the  tangent; 
is  less  than  10°. 

Running  the  Line.  The  chief  of  party  first  plans  out  the  location  of  th< 
tangents  and  intersection  points.  Spikes  pushed  thru  a  piece  of  red  clotl 
are  convenient  for  marking  the  intersection  points  temporarily  as  they  maj 
be  driven  so  as  not  to  be  disturbed  by  the  traffic  and  the  piece  of  red  clotl 
serves  as  a  ready  finder.  Set  the  transit  up  over  an  intersection  point  anc 
measure  the  angle  between  the  tangents  turning  it  off  at  least  twice.  Rea< 
and  record  the  magnetic  bearings  of  the  two  tangents  as  a  check  on  th< 
angle.  The  internal  or  external  angle  between  the  tangents  may  be  meas 
ured,  the  external  or  intersection  angle  being  preferable  as  it  is  more  con 
venient  to  read,  and  is  also  used  for  figuring  the  curves  and  in  mappinj 
the  survey.  The  external  or  other  data  necessary  for  computing  the  curvi 
is  measured  and  the  curve  to  fit  conditions  is  computed  ns  shown  in  Art.  1  4 
The  tangent  distances  of  the  curve  arc  laid  off  on  the  tangents  each  waj 
from  the  intersection  establishing  the  P.  C.  and  the  P.  T  of  the  curve 
Starting  from  the  initial  point  of  the  survey,  the  station  intervals  50  o 
100  ft  apart  are  marked  off  on  the  tangent  up  to  the  P.  C.  of  the  curve 
The  curve  can  be  run  in  between  the  two  tangents  by  any  one  of  the  method; 
mven  in  Art.  15.  As  the  exact  length  of  arc  is  used  in  the  stationing,  thi 
■•nee  is  computed  and  added  to  the  station  of  the  P.  C.  which  gives 
ation  of  the  P.  T.     Measurements  are  continued  along  the  nex 
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tangent  from  the  P.  X.  until  the  next  P.  C.  is  reached  where  the  ab 
operations  are  repeated.  The  points  defining  the  50  or  100-ft  stat 
intervals  may  be  designated  by  some  temporary  mark  on  the  transit  ] 
or  by  stakes  or  marks  at  the  sides  (see  Art.  18).  Measurements  along 
tangents  should  be  made  to  the  nearest  hundredth  of  a  foot  in  city  wc 
■tule  in  work  outside  of  the  cities,  the  nearest  tenth  of  a  foot  is  sufficiex 
dwe  to  read  the  tape.  Make  all  measurements  with  the  tape  horizon 
la  cases  where  the  transit  line  is  not  run  coincident  with  the  proposed  cer 
kae.  care  should  be  taken  to  obtain  curve  data  with  reference  to  the  p 
[*0N«i  center  line  so  as  to  get  the  correct  stationing  of  the  line.  Points 
the  intersections  of  the  tangents  should  be  carefully  tied  in  to  objects  tl 
are  permanent  and  readily  accessible  so  that  they  may  be  reestablished 
any  time.  Three  tie  distances  are  sufficient.  Sketches  showing  referee 
a»d  ties  should  be  shown  in  the  field  notes. 

Taking  Topography-  The  topography  includes  the  shape  of  the  groi 
aai  the  Location  of  all  objects  such  as  houses,  walls,  fences,  gutters,  cm 
<-uiverts,  bridges,  water  courses,  catch  basins,  trees,  monuments,  edges 
trareUed  way,  ledge  outcrops,  poles,  ditches,  substructures  and,  in  ft 
any  object  that  occurs  within  the  limits  of  the  survey  that  would  be 
importance  in  designing  the  highway.  In  connection  with  this  work 
names  of  the  abutting  property  owners  should  also  be  obtained.  Meth< 
of  taking  topography  which  defines  the  shape  of  the  ground  are  given 
Art.  17.  All  topography  is  located  with  reference  to  the  tangents  of 
transit  line.  A  rapid  method,  which  can  be  used  except  where  a  m 
a^urate  location  is  desired,  is  that  of  perpendicular  offsets.  This  metl 
aho  makes  the  plotting  much  easier.  The  offset  is  the  perpendicular  < 
taace  to  the  point  measured  from  a  station  on  the  transit  line  opposite  ' 
point  to  be  located.  The  perpendicular  direction  is  estimated  by  eye  w 
fiScient  accuracy  if  the  object  is  at  not  too  great  a  distance.  The  off 
•instance  and  station  of  the  line  locate  the  point.  The  offsets  and  plus  s 
*j*;i*  on  the  transit  line  may  be  measured  with  the  metallic  tape  to  i 
barest  tenth  of  a  foot  and  in  cases  where  the  object  is  not  well  defin 
tbe  nearest  foot  will  suffice.  In  locating  fences,  walls,  curbs  and  simi 
'Ejects,  offsets  need  be  taken  only  opposite  stations  at  which  they  bej 
«id  end  and  at  such  intermediate  points  as  will  define  their  alignme 
Measurements  are  made  to  the  face  of  the  wall  or  similar  object  and  to  1 
'-eater  of  bounds-  The  method  of  perpendicular  offsets  may  be  used  wh 
'urres  occur  provided  the  offsets  are  taken  from  the  tangents  between  1 
p  |_  ^^  tbe  p_  <J-  and  P*-  T.  Lines  which  intersect  the  transit  line  at  an  an 
are  lora'ed  by  noting  the  station  on  the  transit  line  at  which  the  line 
qoewtion  if  prolonged,  would  intersect  it,  together  with  the  perpendicu 
0gr^^  from  a  station  on  the  transit  line  opposite  some  known  point  of  1 
diagonal  line.  Stadia  methods  may  be  used  to  advantage  if  objects  i 
**me  distance  away  or  if  much  contour  work  is  being  done.  The  pis 
ta1  J*  i*  also  applicable  to  this  work  if  the  survey  is  extensive  as  to  wic 
or  in  projecting  preliminary  lines  thru  new  locations. 

More  accurate  location  of  objects  is  required  in  city  work  and  in  1 
BB&ortant  part**  of  settled  communities  than  would  be  obtained  alone 
u>«  fT-set  method-  Points  on  the  objects  should  be  located  by  angles  a 
|j-  '  "^  kv  intersection  measurements  taken  from  two  definitely  local 
xm  '  t*  nd  combinations  of  these  methods  with  the  offset  method.  Measu 
Z^*  mx~  made  with  the  steel  tape  and  read  to  the  nearest  hundredth  o 
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The  shape  of  the  ground  is  obtained  by  cross-section  levels  or  by  coi 
tours.     For  a  description  of  the  methods,  see  Art.  17. 

N.  Y.  State  Highway  Comm.  Practice  (12).  "Every  structure  tributary  to  th 
highway  must  be  located.  However,  no  more  time  should  be  spent  in  locatin 
objects  beyond  the  probable  limits  of  the  improved  highway  than  is  necessary  t 
ascertain  their  approximate  size  and  location.  All  survey  measurements  must  fa 
sufficiently  accurate  for  the  preparation  of  the  ordinary  land-taking  maps  and  deedi 
The  offsets  to  the  existing  fences,  and  all  other  measurements  to  objects  within  tfa 

highway,  shall  be  taken  to  th 

«.*  %  nearest  tenth  of  a  foot.    Simi 

UHT  larly  all  permanent  objects  witfc 

in  100  ft  of  the  base  line  o 
farther  if  the  proposed  improve 
ment  will  affect  them,  shall  b 
located  to  the  nearest  who! 
foot.  The  location  of  all  ofa 
jects  farther  away  may  be  esti 
mated  by  eye;  estimates  ahouli 
be  so  designated  in  the  notes. 
"The  residences  and  othe 
properties  shall  be  roughl] 
classified,  and  the  approximat 
values  of  each  class  recorded 
and  the  class  designation  a 
each  stated  in  the  notes 
Special  mention  shall  be  mad 
of  any  structure  whose  value  ii 
noticeably  greater  than  th< 
average  value  of  those  of  iu 
kind  on  the  road. 

"In  general,  walls,  fences  anc 
other  ordinary  objects  may  b« 
located  by  plus  station  and  off- 
set; offsets  must  be  taken  tc 
every  angle  point  of  the  high 
way  boundary;  when  these 
points  are  farther  apart  thai 
800  ft,  sufficient  additional  onei 
shall  be  taken  to  furnish  total 
offsets  not  more  than  800  ft 
apart.  Lines  separating  the 
lands  of  abutters,  except  hi 
thickly  settled  places  and  on 
extremely  wide  highways,  and 
boundary  lines  of  counties, 
towns,  cities,  villages  and  in- 
tersecting highways,  must  be 
located  by  magnetic  bearing 
and  base  line  intersection,  and 
eye  location  is  sufficient  for  the 
intersection  point;  and  the  station  of  the  intersection,  the  azimuth  of  the  intersecting 
line,  and  the  distance  along  this  line  from  the  base  line  to  the  boundary  line  of  high- 
way, must  be  recorded.  Any  fence,  wall,  etc,  not  of  the  class  mentioned  above,  may 
be  located  by  the  station  of  the  intersection  of  its  axis  with  the  base  line  and  the 
station  and  offset  of  its  intersection  with  the  highway  boundary  line. 

"The  name  of  each  property  owner  must  be  recorded  in  its  exact  legal  form,  that 

it  may  without  modification  be  used  in  deeds  and  other  legal  papers.     At  least  two 

residents  must  be  consulted  as  to  the  ownership  of  each  property.    Where  a  land 

taking  will  probably  be  made,  the  owner  should  be  consulted  on  the  subject  if  possible. 

"The  name  of  each  highway  in  the  survey,  and  of  each  connecting  way,  are  to  be 
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■"■id;  thai  requirement  b  to  apply  to  work  In  villages  and  cities  as  well  at  in  opes 
I**  Method*  of  Recording  Field  Hotel  ere  shown  in  Figs.  14  and  15. 


Pig.  IS.    Transit  Notat 

k  lis)  form  shown  in  Fig,   15,  the  location  of  the  topographical  details 
*™U  be  recorded  on  the  right -hand  page. 

14.  Curve  Formulas 
D**aitiuQi.  In  Fig,  16,  P.  C.  is  the  point  of  curve  or  beginning  of  the 
*»:  P-  T.  the  point  of  tangent  or  end  of  curve;  P.  I.  the  point  of  inter- 
action of  the  point  of  intersection  of  the  tangents  produced;  the  intersection 
iffe  I.  the  external  angle  between  the  tangents  and  equals  the  angle  at 
«.  .    £    (j,g  radiua  0(  curve;    E,  the  citernal 

or  distance   between   the 

P.  I.  and  curve  on  a  radi- 
al line  produced;    T,  the 

tangent   distance  or    the 

distance  from  the  P.  C.  or 

P.  T.  measured  along  the 
'    tangent  to  the  P.  I.:  M, 

the  midordiuate  or  the  per- 
pendicular distance    from 

the  long  chord  al  its  mid 

point  to  the  curve;  C.  the  Y^ 

chord   joining    the   P.   C. 

and  P.  T.  Practically  all 
■nves  in  highway  surveys  are  simple  curves  or  combinations:  thereof,  a 
■nrple  curve  being  the  arc  of  a  circle.  Parabolic  curves  are,  however. 
faetimrs  employed  instead  of  circular  curves.  Two  simple  curves  of 
'font  radii  having  a  common  point  of  tangency,  both  curves  being 
■  tns  same  side  of  the  tangent,  constitute  a  compound  curve  (see 
•V  17).  P.  C.  C.  is  the  point  of  compound  curve.  Two  simple  curves 
■Tile  same  or  different  radii  on  opposite  sides  of  a  common  tangent  coo- 
■■one  a  reversed  curve.  P.  R.  C.  is  the  point  of  reversed  curve  (see  Fig.  IS). 
Now:  Curve  tables  IV,  V,  VI  and  VII  are  included  in  Art.  16. 
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Fig.  18 
radius  is  desired. 


The  Degree  of  Curve  D  is  the  angle  at  the  center  subtended  by  an  ar 
length  of  100  ft.  Thus  in  Fig.  19,  if  the  arc  length  a  b  is  100  ft,  the  angl 
D  is  the  degree  of  curve.     If  the  angle  is  1°,  the  curve  is  known  as  a  1°  curve 

if  2°,  a  2°  curve  and  so  on.  If  D  is  1° 
and  R  the  radius  of  the  curve,  and  the 
arc  length  a  b  is  100  ft.  D/3G0  =  100/2  w 
R  or  R  -  360  X  100/2  t  =  5729.58  where 
r  =  3.1416.  In  a  similar  manner  for  a 
2°  curve  R  =  360  X  100/2  X  2  r.  The 
radius  for  any  degree  of  curve  may  be 
obtained  by  dividing  the  value  R  for  a  Fig.  19' 

1°  curve  by  the  degree  of  curve  whose 
Since  other  functions  of  the  curve  are  dependent  upo: 
the  radius,  they  too  may  be  found  by  dividing  the  corresponding  value 
of  a  1°  curve  by  the  degree  of  curve  in  question. 

The  Actual  Length  of  Arc  may  be  found  by  Tables  III  and  VII  or  by  th 
formula  L  =  2  t  R  X  7/360  (1 

in  which  L  represents  the  length  of  arc  and  other  letters  have  the  sam 
significance  as  before.     When  the  degree  of  curve  is  known 

L  =  (I/D)  100  (2 

In  staking  out  curves  by  the  ordinary  method  of  deflection  angles  fror 
the  tangent,  lineal  measurements  are  made  along  the  chords  subtendin 
the  arc  instead  of  the  arc  itself.  In  Table  II  is  shown  the  difference  bet  wee: 
actual  length  of  arc  and  measurements  around  chords  of  varying  length, 
for  5°,  15°  and  30°  curves.  From  the  table  it  is  seen  that  very  close  agree 
ment  is  obtained  if  100-ft  chords  are  used  for  0°  to  5°  curves,  50-ft  chord 
for  5°  to  15°  curves,  25-ft  chords  for  15°  to  30°  curves  and  10-ft  chords  fo 
curves  above  30°. 


Table  II. — Comparison  of  Arc  Length  and  Subtended  Chord 


Degree  of  Curve 

5° 

15° 

30° 

Arc  Subtended 

Arc  Lengths 

1-100  ft  chord 

100.04 
100.01 
100.01 
100.00 

100.29 
100.07 
100.02 
100.00 

101.15 

2-  60  ft  chord 

100.80 

4-  25  ft  chord 

100.07 

10-  10  ft  chord 

100.01 

Table  III.— Multipliers  for  Finding  Lengths  of  Circular  Arcs  (10  b) 


1 
2 
3 

4 

5 
6 

7 
8 
9 


0.017453293 
0.034906585 
0.052359878 

0.069813170 
0.087266463 
0.104719755 

0.122173048 
0 . 139626340 
0.157079633 


Minutes 


0.000290888 
0.000581776 
0.000872665 

0.001163553 
0.001454441 
0.001745329 

0.002036217 
0.002327106 
0.002617994 


Seconds 


0.000004848 
0.000009696 
0.000014544 

0.000019893 
0.000024241 
0.000029089 

0.000033937 
0.000038785 
0.000048638 


Example. 
Find  length  of  arc  for  a  central 
angle  of  48°  45'  in  circle  of 
12  ft  radius. 

40°  0.698132 

8°  0.139626 

40'    0.011686 

5/    0.001454 

0.85085 
12 


Length  - 10. 210  ft. 
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Formulas  for  Simple  Curves.  In  Fig.  20  ag  =  gb  =  T,  the  tangent 
fetanoe.  g  f  =  E,  the  external,  fh  =  M,  the  midordinate,  ab  ■■  C,  the  long 
ttord,  ao  =  R,  the  radius,  qgb  =  ao  b  =  I,  the  inter- 
action angle,  D  «•  degree  of  curve.  The  following  equa- 
tions may  be  derived  by  a  solution  of  the  triangles. 
g  ab  *  gb  a  «  ^  / 
a  o  A  =  h  o  b  =  %  I 

T  =  RUm^I  (3)  o 

Tmay  be  found  also  from  Table  IV. 

E  -  rt  (sec  ^  /  -  1)  (4) 

£  -  T  tan  yA  I  (5) 

£  mar  be  found  also  from  Tables  IV  and  VII. 

M  «  R  -  ViP  -KC1 
■!»  Jf  =  .R(l-cos^/) 

Any  perpendicular  y  to  the  chord  a  distance  x  from 

food  by  , . ,_. 

V  -  Vfl*  -  *•  -  V#*  -MC1  <7) 

C  -  2  U  sin  H  /  (8) 

«  -  T  cot  H  /  (9) 

ft  nay  also  be  found  by  Table  VII  and  when  D  is  known  by  Table  VI. 


(6) 

(6A) 

the  midordinate  is 


When      I  -  D     then  R  -  M  C/sin  H  J> 

(10) 

When  a  b  -  100            #  -  50/sin  ^  D 

(11) 

When  o  b  «    50            J2  -  25/an  \i  D 

(12) 

When  a  6  =    25            R  -  12.5/sin.  ^  D 

(13) 

When  a  b  -    10           rt  -  5/sin  D/20 

(14) 

Formulas  (11),  (12),  (13)  and  (14)  were  employed  in  computing  values  for 
tht  radii  in  Table  VI.  Up  to  D  -  7°,  (11)  was  used,  7°  to  14°,  (12)  was 
wd,  14°  to  30°.  (13)  was  used,  and  above  30°,  (14)  was  used. 

When  J  -  D  then  sin  H  D  -  C/2  R  (15) 

0  may  also  be   found   by  computing  R  and  finding  corresponding  value 

of  D  in  Table  VI.  Table  IV  may  also  be 
used  in  finding  D.    See  (11)  and  (15). 

Formulas  for  Compound  Curves.  In 
Fig.  21  the  P.  C.  C.  of  the  two  curves 
a  /and  fb  is  at/ 

gab  +  gba  ■■  / 
I  -  h  +  U 
Produce  curve  af  to  n  so  that  the  tan- 
gent u  n  will  be  parallel  to  gb.  Join  / 
and  n  by  a  straight  line,  the  line  will 
pass  thru  o.  Join  oi  and  n.  Draw  g  u 
parallel  to  o*  v. 

Given  Ti,  Tt,  I  and  R\  to  find  rt*, 
x**qu  «*  (rti  tan  M  I  -  7\)  cos  / 
y  «=S  v   =  g  u  m  (Ri  tan  J^  /  —  Ti)  sin  J 
jfe^vn  «  rti  tan  ^£  I  +  x  -  r» 
tan  ^  I*  —  y/fc 

rt*  =  rti  -      * 


sin  Ii 


(16) 


Given  a  6,  angles  a  a  6  and  gba,  and  JF2i  to  find  Rt, 

l*i  and  7*«  can  be  computed  from  triangle  gab  knowing  a b  and  angle* 
•  * b and  gba,     Rt  can  then  be  found  by  (16). 
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Given  R\t  Rt,  U  and  Jj  to  find  a b,  angles  gab  and  gba  and  Ti,  Ti 
Draw  a  /in  Fig.  21, 

a/5  -=  180°  -M(/i  +/0 
a  /  and  /  b  can  be  computed,  being  the  chords  of  curves  a  f  and  /  b.     Know 
ing  angle  afb  and  sides  a  f  and  /  b,  the  triangle  a  f  b  is  capable  of  solutioi 
whence  a b  and  angle  baf  and  fba  may  be  found. 

gab  -  baf  +  )4  h 

gba=fba  +  }41* 

agb  =  180°  -  (g a b  +  g b a) 
One  side  and  two  angles  of  the  triangle  agb  are  known,  hence  the  othe 
two  sides  Ti  and  T\  can  be  found. 

15.    Curve  Location 

General  Principles  (12).  "  Changes  in  direction  should  as  far  as  prac 
ticable  be  made  coincident  with  breaks  in  the  grade  line,  curves  should  b 
made  of  as  large  radius  as  obtainable,  and  reverse  curves  always  avoided 
by  placing  at  least  30  ft  of  tangent  between  the  parts.  A  short  tangen 
should  not  be  placed  between  curves  of  the  same  direction,  but  a  ver; 
flat  curve  used  in  its  place.  The  standard  minimum  radius  of  curvature  i 
the  open  country  is  300  ft;  where  an  unavoidable  right  angled  turn  occur 
at  a  highway  junction,  200  ft  should  be  used;  and  nothing  less  will  b 
allowed  without  special  permission  except  at  thickly  settled  street  corners.' 

A  curve  may  be  located  or  staked  out  in  the  field  by  one  of  several  method! 
Up  to  200  ft  in  length,  a  satisfactory  location  can  usually  be  obtained  b; 
measuring  off  the  external  and  tangent  distances,  which  gives  three  point 
on  the  curve,  one  at  each  end  and  one  in  the  middle.  Starting  with  th 
P.  C.  and  measuring  off  the  proper  distances  intermediate  .points  betwee 
the  P.  C.  and  mid  point  and  the  mid  point  and  P.  T.,  corresponding  to  th 
50  or  100-ft  stations  of  the  line  are  found.  These  points  are  lined  in  b; 
eye,  being  guided  by  the  mid  point  and  P.  C.  and  P.  T.,  so  that  a  amoot 
curve  will  result.  When  a  longer  curve  than  200  ft  is  to  be  staked  on 
or  when  a  more  accurate  location  is  desired,  it  is  advisable  to  use  one  c 
the  following  methods.    The  tables  referred  to  below  are  included  in  Art.  If 

By  Transit  and  Tape.  The  intersection  angle  I  and  either  the  extern* 
E  or  tangent  T  are  usually  measured  in  the  field.  From  these  know 
values,  it  is  possible  by  formulas  (1)  to  (15)  to  compute  72  or  D.  D  ma 
also  be  found  from  Table  IV  as  previously  explained,  or  R  may  be  foun 
from  Table  VII  and  the  corresponding  value  of  D  from  Table  VI. 

Example.  Let  measured  values  of  I  and  T  be  30°  20'  and  150  ft  respec 
tively.     From  (3)  R  =  553.36  ft  or  from  Table  VII,  R  =  368.91  X  1.5  = 

553.35  ft.      From  Table  VI,    JD  -  10°  21'  30"  or  from  Table  IV,  D  * 
1553.1/150  =  10°  21'  30".    The  length  of  curve  L:     From  (1)L  =  2t) 

553.36  X  30.333/360  =  292.93  ft,  or  from  (2)  L  =  I/D  =  292.93  ft,  c 
from  Table  VII  L  =  292.96  ft. 

In  Fig.  22  the  curve  to  be  located  as  calculated  above  is  shown  with  tfc 
P.  C.  «  Sta.  1  +  75.  The  station  of  the  P.  T.  is  1  +  75  +  L  or  1.75  - 
2.9293  or  Sta.  4  +  67.93.  It  is  desired  to  s^take  out  the  50-ft  statior 
around  the  curve.  From  Table  II,  it  is  seen  that,  with  this  degree  of  curvi 
50-ft  chords  should  be  used  in  measuring  around  the  curve.  The  statioi 
to  be  staked  are  2,  2  +  50,  3,  3  +  50,  4,  4  +  50and  the  P.T.  By  formul 
(15)  sin  yi  D  -  C/2  R.  For  a  100-ft  arc  D  -  10°  21'  30".  The  vah 
of  D  for  any  other  length  of  arc  is  directly  proportional  to  the  lengths  ( 
the  chords  subtending  the  arcs.    The  first  chord  from  Sta.  1  +  75  to  Sta 
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'2k 25  (t  and  the  angle  at  the  center  subtended  by  it  is  D  25/100  =  2°  35' 
'20".  The  next  five  chords  to  Sta.  4+50  are  50  ft  each  and  subtend  an 
aaafe  at  the  center  of  D  50/100  =  5°  10'  45".  The  last  chord  from  Sta. 
4  +  60  to  the  P.  T.  is  17.93  ft  and  subtends  an  angle  of  D  18/100  -  1°  51'. 
la  Fig.  22  draw  the  broken  lines  from  the  P.  C.  to  the  different  stations 
wand  the  curve.  The  deflection  angle  gaf  for  Sta.  3  is  one-half  angle 
•  •/.  Similarly  the  angle  between  the  tangent  ag  and  any  other  chord 
joning  the  P.  C.   and  a  / 

Pant  on  the  curve  is  al- 
wji  ODe-half  the  angle  at 
the  center  subtended  by 
ike  chord.  To  lay  out  the 
con  set  the  transit  up 
w»  the  P.  C.  with  the 
tefaeope  reversed  and 
vaniers  of  the  horizontal 
pbte  at  sero.  Sight  on 
me  point  of  the  transit 
fas  and  clamp  the  lower 
notion.  Plunge  the  tele- 
wpe  and  the 
Saeofaght  will  P.aa 
fa  be  coinci-  Sta.i+75 
fast  with  a  g  of 
Ffc.  22.  Turn  off  the  de- 
fection angle  for  Sta.  2 
>*■*  is  one-half  of  2° 
tf20"orl°17'40".  The 
i»  of  sight  will  now  co- 
witha  2m  the  figure, 
with  the  tape  25 

t  from  the  P.  C.  along  this  line  and  Sta.  2  is  located.  To  locate  Sta.  2  + 
ttaeresse  the  angle  for  Sta.  2  by  adding  one-half  of  5°  10'  45"  making  the 
tittl  angle  now  read  3°  53'  2".  The  line  of  sight  is  now  coincident  with 
u*«2  +  in  the  figure.  Measure  50  ft  with  the  tape  from  Sta.  2  already 
wated  and  set  a  point  on  the  line,  a  2  +  which  will  locate  Sta.  2+50. 
a  a  anwar  maimer  Stas.  3,  3  -f  50,  4,  and  4-1-50  are  located  by  increas- 
&*  the  angle  each  time  by  2°  35'  22"  and  measuring  50-f t  chords  from 
******  previously  located.  The  P.  T.  does  not  come  at  a  regular  station 
itfraJ  hence  the  shortened  chord  and  its  corresponding  subtended  angle 
we  to  be  taken  into  account  in  figuring  the  deflection  angle  in  the  same 
usaer  as  for  Sta.  2.  As  a  check  on  the  work  the  total  angle  turned  off 
>  locate  the  P.  T.  from  the  P.  C.  or  angle  gab  should  be  exactly  y?  I  or 
3*  W.  The  deflection  angles  of  the  various  stations  and  total  angles  with 
» traaszt  at  the  P.  C.  are  as  follows: 

Deflection 
Angle 

1°  17'  40" 

2°  85'  22" 

2°  85'  22" 

2°  85'  22" 

2°  85*  22" 

2°  85'  22" 


• 


*^ 


^5 
o 


Fig.  22 


Sta.  2 

Sta.  2  +50 
Sta.  3 

Sta.  3  +50 
Sta.  4 

Sta.  4  +50 
F.T.&B.4+ 67,98 


Total 
Angle 


8°  58'   2" 

6°  28'  24" 

9°    8' 46" 

11°  89'    8" 

14°  14'  80" 

15°  10'    0" 
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It  is  better  to  carry  the  calculations  for  the  angles  to  seconds  so  that  th< 
computations  will  check.  The  angles  should  be  turned  off  on  the  transil 
as  near  the  calculated  values  as  the  reading  of  the  verniers  will  permit 
Altho  measurements  are  made  along  chords  instead  of  arcs,  if  the  chore 
length  used  is  varied  according  to  the  degree  of  curve,  as  per  Table  II,  th< 
difference  in  the  length  obtained  is  well  within  the  accuracy  desired. 

When  it  is  impossible  to  see  the  P.  T.  from  the  P.  C,  the  above  method 
of  laying  out  the  curve  is  slightly  modified.  Take  the  previous  exampli 
and  suppose  that  the  station  beyond  Sta.  3  cannot  be  seen  from  the  P.  G 
Proceed  as  follows:  After  locating  Sta.  3,  set  up  the  transit  over  thi 
station.  Sight  back  on  the  P.  C.  which  makes  the  line  of  sight  coincid 
with  line  af  in  Fig.  22.  Plunge  the  telescope  and  turn  off,  in  a  directioi 
corresponding  to  the  flexure  of  the  curve,  the  same  total  angle  that  wa 
used  in  locating  this  station  from  the  P.  C.  or  6°  28'  24".  This  bring 
the  line  of  sight  tangent  to  the  curve  at  /  or  coincident  with  fh.  B: 
turning  off  the  proper  deflection  angles,  the  other  stations  of  the  curve  cai 
be  located  from  this  set-up  similarly  to  the  way  it  was  accomplished  fron 
the  P.  C.  In  order  that  the  reading  of  the  angles  on  the  instrument  ma; 
be  the  same  as  if  the  curve  was  located  entirely  from  the  P.  C,  the  vernier 
should  be  set  at  zero  when  the  transit  is  moved  to  Sta.  3.  Then  when  th 
angle  6°  28'  24"  is  turned  off  to  bring  line  of  sight  into  tangency  with  th 
curve  at  this  point  and  the  deflection  angle  to  Sta.  3  +  50  is  added  am 
turned  off,  the  vernier  will  read  9°  3'  46"  or  the  same  as  if  Sta.  3  +  & 
had  been  located  from  the  P.  C.  Suppose  the  P.  T.  in  this  curve  canno 
be  seen  until  Sta.  4  +  60  is  reached,  this  latter  point  being  located  froi 
the  set-up  at  Sta.  3.  Set  up  transit  over  Sta.  4+50,  sight  back  on  Sta.  3 
Bring  the  line  of  sight  tangent  to  the  curve  by  turning  off  one-half  th 
central  angle  included  between  Stas.  3  and  4+50,  add  the  deflection  angl 
___ ____    for  the  next  sta 


su. 


11  +  50 

11 

10  +  75 

10  +  50 

10 

9  +  50 

9 

8  +  50 

8 

7  +  50 

7 

6  +  50 

6 

5  +  75 

5  +  50 


Deflec- 
tion 
Angle 

Index 
Read- 
ing 

ToUl 
Angle 

1°15' 

25°   0' 

50°  0' 

2°  30' 

23°  45' 

2°  30' 

21°  15' 

2°  30' 

18°  45' 

2°  30' 

16°  15' 

2°  30' 

13°  45' 

2°  30' 

11°  15' 

2°  30' 

8°  45' 

2°  30' 

6°  15' 

2°  30' 

3°  45' 

1°15' 

1°15' 

P.C.10° 

C.  R. 

Calcu- 
lated 
Bearing 


N.  55°  3C  E. 


N.  5°30'E. 


Magnetic 
Bearing 


N.55°30'E. 


N.  5°28'E. 


Remarks 


tion,  in  this  cas 
the  P.  T.,  am 
proceed  as  be 
fore.  To  mak 
notes  continuou 
when  the  tran 
sit  is  moved  t 
Sta.  4  +  50,  8€ 
the  verniers  be 
fore  sightin 
back  on  Sta. 
so  that  the  angl 
10°  curve  right   read     is     6°  2J 


P.T. 


I  =  50° 
L  =  500' 
R  -573' 


Fig.  23.    Curve  Notes 


24".  When  th 
angle  is  turn€ 
off  to  bring  tt 
line  of  sigh 
tangent  to  tt 
curve  at  4  +  & 

the  verniers  will  read  14°  14'  30"  and  adding  the  deflection  angle  to  the  ne: 
station,  in  this  case  the  P.  T.,  the  verniers  will  read  15°  10'. 

When  the  P.  T.  is  reached,  it  is  necessary  to  make  the  line  of  sight  c* 

incident  with  the  tangent  beyond  the  P.  T.     If  the  intersection  of  tt 

angents  is  not  visible  or  accessible  from  the  P.  T.  proceed  as  follows:     S< 
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up  the  transit  over  the  P.  T.  and  sight  back  to  any  visible  station  on  the 
ewe,  and  turn  off  in  a  direction  towards  the  P.  I.,  one-half  the  central 
ugfe  between  the  station  sighted  on  and  the  P.  T.  Plunge  the  telescope 
ad  the  line  of  sight  is  then  tangent  to  the  curve  at  the  P.  T. 

Data  for  running  the  curve  may  also  be  obtained  from  Table  VII  as  shown 
u  the  explanation  preceding  the  table.  One  form  of  field  notes  recording 
ewe  layouts  is  shown  in  Fig.  23. 

By  Tangent  Offsets.  This  method  is  used  sometimes  in  laying  out  curves 
u>  avoid  obstacles  that  would  interfere  with  the  method  of  deflections. 
A  ample  case  is  shown  in  Fig.  24.  Lh,  D  and 
ft  are  the  angles  at  the  center  subtended  by 
the  ires  a  x,  x  xi,  x*  xi  .  .  .  xjb.  It  is  neces- 
uy  to  find  the  coordinates  an,  nx,  am, 
^i..Jffl,mi4  and  so  on  of  the  different 
stations, x.  In  the  triangle  anx, angle  aox  — 
ft.  then  ax  -  2  R  sin  \i  fr*  see  formula  (8). 
I*  triangle  anx,  angle  nax  =  %  Lh,  a  n  =  a  x 
e»Hftand  n  z  -  axsin  ^Aoran  =»  R  Pa\  \o\°  \°/o/ 
m  ft  and  nx  _  2  R  sin*  H  Di.     In  triangle  N^\  *   j  /  /V' 

«•*.  angle  oox»  =  Di  +  D,  a«i  *2/J  sin  \\\' '/,''' 


^\s 


\i  V 


V- 


H  (ft  +  D)  and  in  triangle  a  ni  xi,  m  a  xi  =  ^ 

h  (ft  +  D),  a  m  -  22  sin  (A  +  -D)  and  m  xi  7 

*  2*  an»H(ft+D).    Coordinates  for  other  Pig.  24 
Potion  the   curve  are  found  in  a  similar 

a*n»r.  When  the  coordinates  of  a  station  are  known,  it  may  be 
bated  in  the  field  in  either  of  the  following  ways.  Take  for  example 
**•  *i.  Measure  a  m  along  the  tangent,  set  up  the  transit  at  ni,  turn 
<•?  90°  and  measure  m  xi.  Where  the  perpendicular  offsets  to  the  tangent 
an  not  too  long,  a  curve  may  be  conveniently  laid  out  by  a  second  method 
*&wm  uaing  a  transit .  First  measure  a  ru  along  the  tangent  as  in  the 
Wnooa  method.  Then  with  a  tape  strike  an  arc  with  ni  as  a  center  and 
**tua  radius  and  with  station  x,  previously  located,  as  a  center  and  a 
n*n*  of  x  xu  strike  an  arc.  The  intersection  of  the  two  arcs  locates  the 
Pot   The  last  method  is  facilitated  by  using  two  tapes. 

faibolic  Corves  may  be  located  by  offsets  from  the  tangents.  In 
*V  2&  asume  that  a  g  and  g  b  are  two  equal  tangents,  a  being  the  P.  C. 
**i  *  the  P.  T.  of  the  curve.  If  point  a  is  visible  from  6  measure  6  d  — 
**•&•  Measure  df=*}4dg.  /is  the  mid  point  of  the  parabolic  curve, 
'rot  points  on  the  curve  can  be  determined  by  measuring  perpendicular 
a&*t«  from  the  tangents  a  g  and  g  b.  These  offsets  are  calculated  as  follows: 
uke  any  point  e  on  tangent  a  g,  the  perpendicular  offset  from  c  to  the 

airv*  ■»  I — J  p/l     Sufficient  points  are  determined  on  the  curve  so  that 

a>  alignment  is  known.  The  length  and  stationing  of  the  curve  is  deter- 
**d  by  measuring  around  it  with  a  tape  using  50-ft  chords.  In  case 
J*P- ('.and  P.  T.  of  the  curve  are  not  intervisible,  it  might  be  found  that 
J« chord  connecting  points  half  way  between  the  P.  I.  and  P.  C,  and  P.  Land 

*  T.  could  be  seen  thru  its  length.  For  example,  in  Fig.  28  assume  a  g 
**» gfreach  equal  to  one-half  the  tangent  distance  and  that  a  can  be  seen 
"**  k  Measure  b  d  and  gd  as  before,  d  is  now  the  mid  point  of  the 
J** and  offsets  to  other  points  on  the  curve  would  be  calculated  as  follows: 
****  *  (x/2aQ)*gd  where  x  is  the  distance   measured  from  the  P.  C. 

*  P-  T.  to  the  point  from  which  the  offset  is  to  be  measured.     Measuring: 
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i36Cv< 


>p\D\D|D/[y6>,' 

Fig.  25 


T»t* 


the  offsets  perpendicular  to  the  tangents  does  not  comply  strictly  with  tl 

law  of  the  parabola,  but  the  error  involved  is  so  slight  that  it  can  be  neglectei 

By   Offsets  from  the  Long   Chord.     Instances  may  occur  where   th 

method  is  the  most  convenient  one  to  use.     In  Fig.  25,  m*  x%  =  the  mi 

ordinate  of  the  curve  or  from  equation  (6i 
M  -  R  (1  -  cos  H  -0-  The  length  of  a 
from  equation  (8)  is  C  —  2  R  sin  ^  I.  Sin 
larly,  mt  n*  —  R  [1  —  cos  }£  (4  D)]  and 
m4  =  2  .R  sin  ^4  A  therefore,  for  station  1 
oi  -^  C—  yimrrti  and  mi  «  if  —  m»  f 
The  codrdinates  for  the  other  stations  a 
found  in  a  similar  manner. 

To  Pass  an  Obstacle  on  the  Curve.  Su 
pose  in  Fig.  26  the  curve  is  being  local* 
with  the  transit  at  a.  The  obstacle  q  pr 
vents  Sta.  m»  from  being  seen.  The  instn 
ment  may  be  moved  to  some  other  static 
on  the  curve,  such  as  mi,  which  has  been  s 
from  a  and  from  which  m%  is  visible,  and  tl 
curve  continued  from  this  point.  With  tl 
transit  at  a  one  method  is  to  set  a  plus  si 
tion  n  on  the  curve  and  another  station  m  just  100 
ft  from  n.  Turn  off  the  angle  for  Sta.  m<  and  measure 
from  ru  a  distance  m  m*  =  100  -trun.  Another  method 
with  transit  at  a  is  to  turn  off  an  angle  to  some  full 
station  such  as  m*  and  measure  off  on  this  line  the  cal- 
culated chord  a  mi.  This  locates  m*  and  the  invisible 
stations  from  a  may  be  located  by  setting  up  at  m4  and 
working  back  along  the  curve.    See  (1),  (11)  and  (15). 

To  Locate  Curve  when  P.  C.  or  P.  T.  is  Inaccesaibl 
In  Fig.  27  suppose  it  is  impossible  to  occupy  a,  the  P.  < 
Set  transit  over  b,  the  P.  T.  which  has  been  located  fro 
g,  and  run  curve  back  from  P.  T.  towards  the  P.  C,  settii 
a  point  m  on  the  curve  as  near  the  P.  C.  as  possible.  Che< 
the  location  of  m  by  calculating  and  measuring  the  tangoi 
offset  n  m  from  the  tangent  a  g.  If  the  P.  T.  is  inaccessib 
instead  of  the  P.  C,  this  same  method  can  be  used  excej 
the  curve  will  be  run  from  the  P.  C.  towards  the  P.  * 
To  Find  I  when  P.  T.  is  Inaccessible.  In 
Fig.  28,  g,  the  P.  I.  of  the  tangents,  is  inacces- 
sible, and  the  angle  /  must  be  known  before  the 
curve  can  be  figured.  From  any  point  o  on  the 
tangent  a  g  run  a  line  a  b  to  a  point  b  on  the 
tangent  g b.  Measure  a b  and  angles  gab  and 
g  b  a.  From  geometry  I~gab-\-gba.  In  the  triangle  gab  the  lengtl 
of  the  sides  a  g  and  g  b  may  be  calculated  since  one  side  and  two  angles 
the  triangle  are  known.  The  distances  from  a  and  o  to  the  P.  C.  and  P.  ' 
respectively  will  then  be  the  tangent  distance  "*  of  the  curve  minus  a  g  f. 
the  P.  C.  and  T  minus  g  b  for  the  P.  T. 

16.    Curve  Tables 

T*ble  of  Functions  of  i°  Curve.     For  the  purpose  of  facilitating  con 
ions  Table  IV  has  been  prepared  giving  the  externals  and  tangen 


Fig.  26 


^-' 


,-t.t. 


Fig.  27 


P.C. 


Fig.  28 
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far  a  1°  curve  for  intersection  angles  varying  by  10  min  from  1°  to  120°  50'. 
Approximate  values  of  the  tangent  and  external  to  any  other  degree  of  curve 
nay  be  found  by  dividing  the  tabular  values  opposite  the  given  central 
angle  by  the  given  degree  of  curve,  expressed  in  degrees. 

To  illustrate  the  use  of  the  Table  IV,  assume  an  intersection  angle  of  38° 
Sf'and  a  4°  curve.  The  length  of  tangent  and  external  for  a  1°  curve  in 
tbe  table  corresponding  to  an  intersection  angle  of  38°  20'  is  1991.5  ft  and 
£6-25  ft  respectively.  For  a  4°  curve  the  tangent  would  be  1991.5/4  « 
#7.9  ft  and  the  external  336.25/4  «  84.06  ft.  Conversely  if  the  tangent  or 
atonal  is  known  together  with  the  intersection  angle,  the  degree  of  curve 
say  be  obtained  by  dividing  the  tabular  value  of  the  tangent  or  external 
by  the  measured  tangent  or  external. 

Mist.  Highway  Comm.  Curve  Tables41  compiled  by  A.  M.  Lovis,  First 
Assistant  Engineer. 

The  Curve  Functions  in  Table  VII  are  computed  on  the  basis  of 
tangent  distances  of  100  ft  for  different  intersection  angles  varying  by 
«ne  minute  of  arc  from  0°  30'  to  90°.  In  the 
tceompanying  figure  ae  =  be  »  100  ft,  angle 
A  ■  the  intersection  angle  between  the  tangents 
and  also  the  angle  at  the  center,  c  e  =  the  ex- 
ternal distance  or  distance  from  point  of  inter- 
section of  the  tangents  to  the  mid-point  of  the 
•unre,  ooc  the  radius  of  the  curve,  and  a  e b  « 
ibe  length  of  the  arc  measured  around  the  curve. 

Fob  T*xoent  Distances  otheh  than  100  Ft  in 
ta*th,  the  tabular  values  of  the  external,  radius, 
mi  arc  must  be  multiplied  by  the  ratio  of  the  given 
tugent  to  100.  For  example,  suppose  the  tan- 
Eat  to  be  used  is  150  ft  and  the  angle  A  is  30°  20\  The  ratio  of  150 
*>  100  is  1.5  and  the  tabular  values  of  the  different  functions  multiplied 
W  this  ratio  give  the  following  values:  external  =  13.3  X  1.5  =  20.0; 
;*&*  -  368.909  X  1.5  »  653.364;  length  of  arc  =  195.307  X  1.5  - 
&-9SL  In  a  similar  manner  a  value  may  be  assumed  for  an  external, 
a  radius  or  an  arc  function,  Dividing  this  value  by  the  tabular  value 
d  the  lame  function  gives  the  ratio  by  which  the  tabular  functions  must 
w  multiplied  to  obtain  the  required  values.  For  example,  suppose  the 
QfcraaJ  required  is  20  ft  and  angle  A  =  30°  20'.  The  tangent,  radius, 
*°d  arc  for  this  curve  would  be  found  by  multiplying  the  tabular  values 
fc  20/13.3  or  1.5. 

Corrections  to  Apply  to  the  Radius,  when  angle  A  is  not  given  in  even 
riontes,  are  given  in  the  column  headed  Diff  10"".  For  example,  the  value 
d  the  radius  for  an  angle  A  *  30°  20'  40",  with  tangent  lengths  of  100  ft, 
*»aU  be  368.909  —  4  (0.035)  -  368.769.  If  the  tangents  were  150  ft  in 
fctfUi  and  angle  A  had  the  same  value,  the  radius  would  be  368.769  X 
U  -  553.154. 

Dvlection  Angles  for  arc  lengths  of  100  ft  are  given  in  the  sixth  column 
tf  the  table,  If  it  is  desired  to  stake  out  points  on  a  curve  at  100- ft  intervals 
Be>aired  around  the  curve,  the  value  given  in  the  sixth  column  would  be 
*ad  for  the  deflection  angle,  while  the  chord  used  to  locate  the  points  would 
**  twice  the  value  of  the  chord  for  a  50-ft  arc  stated  at  the  top  of  the  table 


*Ta*  cables  were  furnished  by  the  Massachusetts  Highway  Commission.    They 
**7 1*  eoptsd  without  liability  for  damages  on  account  of  the  copyright. 
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Table  IV. — Tangents  and  Externals 
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20 
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.388 

20 

568.58 
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20 
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30 
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30 
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40 
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40 
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60 

91.68 
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60 
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50 
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.873 

12 

602.21 
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32 
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10 
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10 
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20 
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661.25 
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10 
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20 

166.72 
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39.006 

20 

1183.1 

120.87 

30 
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!        30 

678.15 

39.993 

30 

1191.8 
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40 
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40 
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40 
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124.41 

60 

191.74 
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50 
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4 
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14 
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124 

1217.9 

128.00 
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20 

720.44 

45.116 

20 

1235.3 

131.66 

30 

225.12 

4.421 

1       30 
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1261.5 

137.28 

5 

250.16 

5.459 

15 

754.32 

49.441 

26 

1270.2 

139.11 

10 

258.51 

5.829 

10 

762.80 

50.654 

10 

1279.0 

141.01 

20 

266.86 

6.211 

20 

771.29 

51.679 

20 

1287.7 

142.93 

30 

275.21 

6.606 

30 

779.77 

52.818 

30 

1296.6 

144.85 

40 

283.57 

7.013 

40 

788.26 

53.969 

40 

1305.3 

146.79 

60 

291.92 

7.482 

60 

796.76 

65.132 

50 

1314.0 

148.75 

« 

300.28 

7.863 

16 

805.25 

56.309 

2* 

1322.8 

160.71 

10 

308.64 

8.307 

10 

813.75 

57.498 

10 

1331.6 

152.69 

20 

316.99 

8.762 

20 

822.25 

68.699 

20 

1340.4 

154.69 

30 

325.35 

9.230 

SO 

830.76 

59.914 

80 

1349.2 

166.70 

40 

833.71 

9.710 

40 

839.27 

61.141 

40 

1368.0 

158.72 

60 

842.08 

10.202 

50 

847.78 

62.381 

60 

1366,8 

160.76 

7 

350.44 

10.707 

17 

856.30 

63.634 

27 

1376.6 

162.81 

10 

358.81 

11.224 

i       10 

864.82 

64.900 

10 

1384.4 

164.86 

/      20 

867.17 

11.753 

!        20 

873.35 

66.178 

20 

1393.2 

166.95 

80 

876.54 

12.294 

1        80 

881.88 

67.470 

80 

1402.0 

169.04 

40 

383.91 

12.847 

40 

890.41 

68.774 

40 

1410.9 

171.15 

50 

392.28 

13.413 

50 

898.95 

70.091 

50 

1419.7 

173.27 

8 

400.66 

13.991 

18 

907.49 

71.421 

28 

1428.6 

175.41 

10 

409.03 

14.582 

10 

916.03 

72.764 

10 

1437.4 

177.65 

20 

417.41 

15.184 

20 

924.58 

74.119 

20 

1446.3 

179.72 

80 

425.79 

15.799 

30 

933.13 

75.488 

30 

1466.1 

181.89 

40 

434.17 

16.426 

40 

•  941.69 

76.869 

40 

1464.0 

184.08 

50 

442.55 

17.066 

60 

950.25 

78.264 

60 

1472.9 

186.29 

9 

460.93 

17.717 

19 

958.81 

79.671 

29 

1481.8 

188.51 

10 

459.32 

18.381 

10 

967.38 

81.092 

10 

1490.7 

190.74 

20 

467.71 

19.058 

20 

975.96 

82.525 

20 

1499.6 

192.99 

30 

476.10 

19.746 

30 

984.53 

83.972 

30 

1508.6 

195.25 

40 

484.49 

20.447 

40 

993.12 

85.431 

40 

1617.4 

197.53 

50 

492.88 

21.161 

50 

1001.7 

86.904 

50 

1526.3 

199.82 

1ft 

501.28 

21.887 

2ft 

1010.8 

88.389 

39 

1535.3 

202.12 

10 

509.68 

22.624 

10 

1018.9 

89.888 

10 

1544.2 

204.44 

20 

518.08 

23.375 

20 

1027.5 

91.399 

20 

1553.1 

206.77 

30 

526.48 

24.138 

30 

1036.1 

92.924 

80 

1562.1 

209.12 

40 

584.89 

24.913 

40 

1044.7 

94.462 

40 

1571.0 

211.48 

50 

543.29 

25.700 

1        50 

1053.3 

96.013 

50 

1580.0 

213.86 
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To  a  1°  Curve  (15) 


Ti 


1589.0 

1598   0 

1606.9 

1615  9 

1624.9 

1633.9 

1643 

1652. 

1661 

1670 

1679 

1633. 


O 
O 
O 
O 
1 
1 


1697 
1706 
1715 
1724 
1733 
1742 
1751 
1760 
1770 
1779 
1788 


2 
3 
3 

4 
6 
6 
7 
8 
O 
1 
2 


1797.4 

1806.6 
1815.7 
1824.9 
1834.1 
1843.3 
1852.5 
1861.7 
1870.9 
1880.1 
1889.4 
1898.6 
1907.9 


1917 
1926 
1935 
1945 
1954 
1963 
1972 
1982 
1991 
200O 
2010 
2019 


1 
4 

7 
O 
3 
6 

9 
2 
5 
9 
2 
6 

O 

2038.4 
2047.8 
2067.2 
2066.6 
2076.0 
2085.4 
2094.9 
2104.3 
2113.8 
2123.3 
2132.7 


216 
218 
221 
223 
225 
228 
230 
233 
235 
238 
240 
243 

246 

248. 

251. 

253. 

256. 

259. 

261. 

264. 

267. 

269. 

272 

275. 

278. 
280. 
283. 
286. 
289. 
292. 
294. 
297. 
300. 
303. 
306. 
309. 

312. 

315. 

318. 

321. 

324. 

327. 

330. 

333. 

336 

339. 

342. 

345. 

348. 

351. 

354 

358 

261. 

364 

367 

370 

374 

377 

380 


.25 
.66 
.08 
.51 
.96 
.42 
.90 
.89 
.90 
.43 
.96 
.52 

08 

.66 

.26 

.87 

50 

14 

80 

47 

16 

86 

58 

31 

05 
82 
60 
39 
20 
02 
86 
72 
59 
47 
87 
29 


17 
13 
11 
11 
12 
15 
19 
25 
32 
41 
52 

64 
78 
94 
11 
29 
50 
72 
95 
20 
47 
76 
06 


Angle 
A 


41c 


43 


43 


44 


45 


46 


47 


48 


40 


1C 

20 

30 

40 

50 

10 
20 
30 
40 
50 

10 
20 
30 
40 
50 

10 
20 
30 
40 
60 

10 
20 
30 
40 
50 

10 
20 
80 
40 
50 

10 
20 
30 
40 
50 

10 
20 
80 
40 
50 

10 
20 
30 
40 
50 

10 
20 
30 
40 
50 


Tan- 
gent 
T. 


2142.2 

2161.7 
2161.2 
2170.8 
2180.3 
2189.9 
2199.4 
2209.0 
2218.6 
2228.1 
2287.7 
2247.8 

2257.0 
2266.6 
2276.2 
2285.9 
2295.6 
2305.2 
2314.9 
2324.6 
2334.3 
2344.1 
2363.8 
2363.5 

2373.3 
2383.1 
2392.8 
2402.6 
2412.4 
2422.3 
2432.1 
2441.9 
2461.8 
2461.7 
2471.6 
2481.4 

2491.3 
2601.2 
2511.2 
2621.1 
2531.1 
2641.0 
2661.0 
2661.0 
2571.0 
2681.0 
2691.1 
2601.1 

2611.2 
2621.2 
2631.8 
2641.4 
2651.6 
2661.6 
2671 . 8 
2681.9 
2692.1 
2702.3 
2712.6 
2722.7 


Exter- 
nal 
E. 


387.88 
390.71 
394.06 
397.48 
400.82 
404.22 
407.64 
411.07 
414.52 
417.99 
421.48 
424.98 

428.60 
482.04 
436.59 
439.16 
442.76 
446.35 
449.98 
463.62 
457.27 
460.95 
464.64 
468.35 

472.08 
476.82 
479.69 
483.37 
487.17 
490.98 
494.82 
498.67 
602.64 
606.42 
610.33 
614.25 

518.20 
622.16 
626.13 
630.13 
634.15 
638.18 
642.23 
646.80 
660.39 
564.60 
568.63 
562.77 

566.94 
571.12 
675.32 
579.64 
583.78 
588.04 
592.32 
596.62 
600.93 
605.27 
609.62 
614.00 


Angle 
A 


51° 


53 


54 


55 


56 


57 


58 


10' 

20 

30 

40 

50 

10 
20 
30 
40 
60 

10 
20 
30 
40 
60 

10 
20 
30 
40 
60 

10 
20 
80 
40 
60 

10 
20 
30 
40 
50 

10 
20 
80 
40 
50 

10 
20 
30 
40 
50 

10 
20 
30 
40 
60 

10 
20 
30 
40 
50 


Tan- 
gent 
T. 


2732.9 

2748.1 

2753.4 

2763.7 

2773.9 

2784.2 

2794.5 

2804 

2816. 

2825.6 

2835.9 

2846.3 


9 
2 


.7 
1 
5 
0 
4 


2856. 

2867. 

2877. 

2888. 

2898. 

2908.9 

2919.4 

2929.9 

2940.4 

2951.0 

2961.6 

2972.1 

2982.7 
2993.8 
3003.9 
3014.6 
3025.2 
3035.8 
3046.5 
3057.2 
8067.9 
3078.7 
8089.4 
3100.2 

3110.9 
3121.7 
3132.6 
3143.4 
3154.2 


3165.1 
8176.0 
3186.9 
3197.8 
3208.8 
8219.7 
3230.7 

8241.7 
3252.7 
3263.7 
3274.8 
3285.8 
3296.9 
3308.0 
3319.1 
3330.3 
3341.4 
3852.6 
8363.8 


Exter- 
nal 
E. 


618.39 
622.81 
627.24 
631.69 
636.17 
640.66 
645.17 
649.70 
654.26 
658.83 
663.42 
668.03 

672.66 
677.32 
681.99 
686.68 
691.40 
696.13 
700.89 
705.66 
710.46 
715.28 
720.11 
724.97 

729.85 
734.76 
739.68 
744.62 
749.69 
764.57 
769.68 
764.61 
769.66 
774.73 
779.83 
784.94 

790.08 
795.24 
800.42 
805.62 
810.86 
816.10 
821.37 
826.66 
831.98 
837.81 
842.67 
848.06 

863.46 
858  89 
864.34 
869.82 
875.32 
880.84 
886.38 
891.95 
897.64 
903.16 
908.79 
914.46 
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Sect.  5 


Table  IV. — Tangents  and  Externals 


Tan- 

Exter- 

Tan- 

Exter- 

Tan- 

Exter- 

Angle 

gent 

nal 

Angle 

gent 

nal 

Angle 

gent 

nal 

A 

T. 

E. 

A 

T. 

E. 

A 

T. 

E. 

•1° 

3375.0 

920.14 

71° 

4086.9 

1308.2 

81° 

4893.6 

1805.3 

10' 

3386.3 

925.85 

:         10' 

4099.5 

1315.6 

10/ 

4908.0 

1814.7 

20 

3397.5 

931.58 

20 

4112.1 

1322.9 

20 

4922.5 

1824.1 

30 

3408.8 

927.34 

30 

4124.8 

1330.3 

30 

4937.0 

1833.6 

40 

3420.1 

943.12 

40 

4137.4 

1337.7 

40 

4951.5 

1843.1 

50 

3431.4 

948.92 

50 

4150.1 

1345.1 

50 

4966.1 

1852.6 

62 

3442.7 

954.75 

72 

4162.8 

1352.6 

83 

4980.7 

1862.2 

10 

3454.1 

960.60 

10 

4175.6 

1360.1 

10 

4995.4 

1871.8 

20 

3465.4 

966.48 

20 

4188.5 

1367.6 

20 

5010.0 

1881.5 

30 

3476.8 

972.38 

30 

4201.2 

1375.2 

30 

5024.8 

1891.2 

40 

3488.3 

978.31 

40 

4214.0 

1382.8 

40 

5039.5 

1900.fr 

50 

3499.7 

984.27 

50 

4226.8 

1390.4 

50 

5054.3 

1910.7 

63 

3511 . 1 

990.24 

73 

4239.7 

1398.0 

83 

5069.2 

1920.5 

10 

3522.6 

996.24 

10 

4252.6 

1405.7 

10 

5084.0 

1930.4 

20 

3534.1 

1002.3 

20 

4265.6 

1413.5 

20 

5099.0 

1940.3 

30 

3545.6 

1008.3 

30 

4278.5 

1421.2 

30 

5113.9 

1950.3 

40 

3557.2 

1014.4 

40 

4291.5 

1429.0 

40 

5128.9 

1960.2 

50 

3568.7 

1020.5 

50 

4304.6 

1436.8 

50 

5143.9 

1970.3 

64 

3580.3 

1026.6 

74 

4317.6 

1444.6 

84 

5159.0 

1980.4 

10 

3591.9 

1032.8 

10 

4330.7 

1452.5 

10 

5174.1 

1990.6 

20 

3603.5 

1039.0 

20 

4343.8 

1460.4 

20 

5189.3 

2000.6 

30 

3615.1 

1045.2 

30 

4356.9 

1468.4 

30 

5204.4 

2010.8 

40 

3626.8 

1051.4 

40 

4370.1 

1476.4 

40 

5219.7 

2021.1 

50 

3638.5 

1057.7 

50 

4383.3 

1484.4 

50 

5234.9 

2081.4 

65 

3650.2 

1063.9 

76 

4396.5 

1492.4 

86 

5250.3 

2041.7 

10 

3661.9 

1070.2 

10 

4409.8 

1500.5 

10 

5265.6 

2052.1 

20 

3673.7 

1076.6 

20 

4423.1 

1508.6 

20 

5281.0 

2062.5 

30 

3685.4 

1082.9 

30 

4436.4 

1516.7 

30 

5296.4 

2073.0 

40 

3697.2 

1089.3 

40 

4449.7 

1524.9 

40 

5311.9 

2083.5 

50 

3709.0 

1095.7 

50 

4463.1 

1533.1 

50 

5327.4 

2094.1 

66 

3720.9 

1102.2 

76 

4476.5 

1541.4 

86 

5343.0 

2104.7 

10 

3732.7 

1108.6 

10 

4489.9 

1549.7 

10 

5358.6 

2115.3 

20 

3744.6 

1115.1 

20 

4503.4 

1558.0 

20 

5374.2 

2126.0 

30 

3756.5 

1121.7 

30 

4516.9 

1566.3 

30 

5389.9 

2186.7 

40 

3768.5 

1128.2 

40 

4530.4 

1574.7 

40 

5405.6 

2147.5 

50 

3780.4 

1134.8 

50 

4544.0 

1583.1 

50 

5421.4 

2158.4 

67 

3792.4 

1141.4 

77 

4557.6 

1591.6 

87 

5437.2 

2169.2 

10 

3804.4 

1148.0 

10 

4571.2 

1600.1 

10 

5453.1 

2180.2 

20 

3816.4 

1154.7 

20 

4584.8 

1608.6 

20 

5469.0 

2191 . 1 

30 

3828.4 

1161.3 

30 

4598.5 

1617.1 

30 

5484.9 

2202.2 

40 

3840.5 

1168.1 

40 

4612.2 

1625.7 

40 

5500.9 

2213.2 

50 

3852.6 

1174.8 

50 

4626.0 

1634.4 

50 

6517.0 

2224.3 

68 

3864.7 

1181.6 

78 

4639 . 8 

1643.0 

88 

5533.1 

2235.5 

10 

3876.8 

1188.4 

10 

4653.6 

1651.7 

10 

5549.2 

2246*.  7 

20 

3889.0 

1195.2 

20 

4667.4 

1660.5 

20 

5565.4 

2258.0 

30 

3901.2 

1202.0 

30 

4681.3 

1669.2 

30 

5581.6 

2269.3 

40 

3913.4 

1208.9 

40 

4695.2 

1678.1 

40 

5597.8 

2280.6 

50 

3925.6 

1215.8 

50 

4709.2 

1686.9 

50 

5614.2 

2292.Q 

66 

3937.9 

1222.7 

79 

4723.2 

1695.8 

86 

5630.5 

2303. 5 

10 

3950.2 

1229.7 

10 

4737.2 

1704.7 

10 

5646.9 

2315. G 

20 

3962.5 

1236.7 

20 

4751.2 

1713.7 

20 

5663.4 

2326. € 

30 

3974.8 

1243.7 

30 

4765.3 

1722.7 

30 

5679.9 

2338.2 

40 

3987.2 

1250.8 

40 

4779.4 

1731.7 

40 

5696.4 

2349.* 

50 

3999.5 

1257.9 

50 

4793 . 6 

1740.8 

50 

5713.0 

2361.1 

76 

4011.9 

1265.0 

86 

4807.7 

1749.9 

66 

5729.7 

2373.5 

10 

4024.4 

1272.1 

10 

4822.0 

1759.0 

10 

5746.3 

2386.1 

20 

4036.8 

1279.3 

20 

4836.2 

1768.2 

20 

5763.1 

2397. < 

30 

4049.3 

1286.5 
1293.6 

30 

4850.5 

1777.4 

30 

6779.9 

2408< 

40 

4061.8 

40 

4864.8 

1786.7 

40 

5796.7 

2420.< 

50 

4074.4 

1360.9 

50 

4879.2 

1796.0 

50 

5813.6 

2432.< 
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To  a 

1°  Curve  (15) 

*► 

Exter- 

Tan- 

Exter- 

Tan- 

Exter- 

Aarfe 

gent 

nal 

Angle 

gent 

nal 

Angle 

gent 

nal 

A 

T. 

i 

A 

T. 

E. 

A 

T. 

E. 

11° 

5830.5 

2444.9 

101° 

6950.6 

3278.1 

111° 

8336.7 

4386.1 

w 

5847.5 

2457.1 

10* 

6971.3 

3294.1 

10* 

8362.7 

4407.6 

20 

5864.6 

2469.3 

20 

6992.0 

3310.1 

20 

8388.9 

4429.2 

30 

5881.7 

2481.5 

30 

7012.7 

3326.1 

80 

8415.1 

4450.9 

40 

5898.8 

2493.8 

40 

7033.6 

8342.3 

40 

8441.5 

4472.7 

50 

5916.0 

2506.1 

50 

7054.5 

3358.5 

50 

8468.0 

4494.6 

ft 

5933.2 

2518.5 

vn 

7075.6 

8374.9 

112 

8494.6 

4516.6 

10 

5950.5 

2531 . 0 

10 

7096.6 

3391.2 

10 

8521.8 

4538.8 

20 

5967 . 9 

2543 . 5 

20 

7117.8 

3407.7 

20 

8548.1 

4561.1 

30 

5985.3 

2556.0 

30 

7139.0 

3424.3 

30 

8575.0 

4583.4 

40 

6002.7 

2568.6 

40 

7160.3 

3440.9 

40 

8602.1 

4606.0 

50 

6020.2 

2581.3 

50 

7181.7 

3457.6 

50 

8629.3 

4628.6 

ft 

6037.8 

2594.0 

103 

7203.2 

3474.4 

113 

8656.6 

4651.3 

10 

6055  4 

2606.8 

10 

7224.7 

3491.3 

10 

8684.0 

4674.2 

20 

6073.1 

2619.7  I 

20 

7246.3 

3508.2 

20 

8711.5 

4697.2 

30 

6090.8 

2632.6 

30 

7268.0 

3525.2 

30 

8739.2 

4720.8 

40 

6108.6 

26-15 . 5 

40 

7289.8 

3542.4 

40 

8767.0 

4743.6 

30 

6126.4 

2658.5 

50 

7311.7 

3559.6 

50 

8794.9 

4766.9 

N 

6144.8  ' 

2671 . 6 

104 

7333.6 

3576.8 

114 

8822.9 

4790.4 

10 

6162.2 

2684.7 

10 

7355.6 

3594.2 

10 

8851.0 

4814.1 

20 

6180.2 

2697 . 9 

20 

7377.8 

3611.7 

20 

8879.3 

4837.8 

/     30 

6198.3 

2711.2 

30 

7399.9 

3629.2 

30 

8907.7 

4861.7 

40 

6216.4 

2724.5 

40 

7422.2 

3646.8 

40 

8936  3 

4885.7 

50 

6234.6 

2737.9  , 

50 
*105 

7444.6 

3664.5 

50 

8965.0 

4909.9 

ft 

6252.8 

2751.3 

7467.0 

3682.3 

116 

8993.8 

4984.1 

10 

6271.1 

2764.8 

10 

7489.6 

6700.2 

10 

9022.7 

4958.6 

20 

6289.4 

2778 . 3 

20 

7512.2 

3718.2 

20 

9051.7 

4988.1 

30 

6307.9 

2792.0 

80 

7534.9 

3736.2 

30 

9080.9 

5007.8 

40 

6326.3 

2805  6 

40 

7557.7 

3754.4 

i          40 

9110.3 

5032.6 

50 

6344.8 

2819.4 

50 

7580.5 

3772.6 

50 

9139.8 

5057.6 

ft 

6363.4 

2833.2 

106 

7603.5 

8791.0 

116 

9169.4 

5082.7 

10 

6382.1 

2847.0 

10 

7626.6 

3809.4 

10 

9199.1 

5107.9 

20 

6400  8 

2861.0 

20 

7649.7 

3827.9 

20 

9229.0 

5183.8 

90 

6419.5 

2875.0 

30 

7672.9 

3846.5 

30 

9259.0 

5158.8 

40 

6438.4 

2889.0 

40 

7696.3 

3865.2 

1          40 

9289.2 

5184.6 

50 

6457.3 

2903.1 

50 

7719.7 

3884.0 

50 

1 

9319.5 

5210.3 

17 

6476.2   1  2917.3 

1*7 

7743.2 

3902.9 

117 

9349.9 

5236.2 

10 

6495.2  I  2931.6 

10 

7766.8 

8921.9 

10 

9380.5 

5262.3 

to 

6514.3   1   2945.9 

20 

7790.5 

3940.9 

20 

9411.3 

5288.6 

so 

6533.4       2960.3 

30 

7814.3 

3960.1 

80 

9442.2 

5815.0 

40      6552.6   |  2974.7 

40 

7838.1 

3979.4 

40 

9473.2 

5341.5 

SO  1  6571.9   1  2989.2 

50 

7862.1 

3998.7 

•      50 

9504.4 

5368.2 

ft 

6591.2   1  3003.8 

108 

7886.2 

4018.2 

118 

9535.7 

5396.1 

10 

6610.6      3018.4 

10 

7910.4 

4037.8 

10 

9567.2 

5422.1 

20 

6630.1    1  3033.1 

20 

7934.6 

4057.4 

20 

9598.9 

5449.2 

90 

6649.6 

3047.9 

80 

7959.0 

4077.2 

30 

9630.7 

5476.6 

40 

6669.2 

3062.8 

40 

7983.5 

4097.1 

40 

9662.6 

6504.0 

50 

6688.8 

3077.7 

50 

8008.0 

4117.0 

50 

9694.7 

5531.7 

tt 

6708.6 

►      3092.7 

tot 

8032.7 

4137.1 

119 

9727.0 

6559.4 

10 

6728.4 

3107.7 

10 

8057.4 

4157.3 

10 

9759.4 

6587.4 

20 

6748.2 

.      3122.9 

20 

8082.3 

4177.5 

20 

9792.0 

6615.5 

30 

6768.1 

3138.1 

30 

8107.3 

4197.9 

30 

9824.8 

5643.8 

40   1  6788.1 

8153.3 

40 

8132.3 

4218.4 

40 

9857.7 

5672.3 

SO       6S08.2 

!     3168.7 

50 

8157.5 

4239.0 

50 

9890.8 

5700.9 

ltt            6*28.3 

3184.1 

110 

8182.8 

4259.7 

120 

9924 . 0 

5729.7 

10   1   6848.5 

3199.6 

10 

8208.2 

4280.5 

10 

9957 . 5 

5758.6 

20   1   6868.8 

3216.1 

20 

8233.7 

4301.4 

20 

9991.0 

5787.7 

30   1   6889.2 

3230.8 

80 

8259.3 

4322.4 

30 

0025.0 

5817.0 

49       6906.6 

8246.5 

40 

8285.0 

4348.6 

40 

10059.0 

5846 . 6 

50       6980.1 

8262.3 

50 

8310.8 

4364.8 

50 

10093.0 

5876.1 
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multiplied  by  the  cos  of  one-half  the  deflection  angle  for  100-ft  chord. 
When  the  curve  is  staked  out  at  50-ft  intervals,  the  deflection  angle  would 
be  one-half  the  value  given  in  the  sixth  column  and  the  chord  used  to  locate 
a  point  measured  50  ft  around  the  curve  would  be  the  value  stated  at  the 
top  of  the  table.  Deflection  angles  and  chord  distances  for  any  other  lengths 
of  arc  than  50  ft  or  100  ft  would  be  found  by  proportion.  When  tangent 
values  other  than  100  ft  in  length  are  used,  the  value  of  the  radius  for  the 
given  tangent  length  and  angle  A  would  be  found  as  previously  shown. 
The  deflection  angle  in  such  a  case  would  be  the  value  found  in  the  sixth 
column  of  the  table  opposite  the  value  of  the  computed  radius  and  the 
chord  distances  for  a  50-ft  arc  would  be  at  the  top  of  the  table  in  which  the 
value  of  the  computed  radius  occurs.  For  example,  if  the  tangent  is  150  ft 
and  angle  A  -  30°  20',  the  computed  radius  «=  553.364  ft.  In  the  table 
the  deflection  angle  for  an  arc  of  100  ft,,  corresponding  to  a  radius  of  553.364 
ft,  is  5°  10.6'.  The  deflection  angle  for  a  50-ft  arc  is  hence  2°  35.3'  and  the 
chord  is  49.98  ft. 

The  Skew  Distances  given  in  the  last  column  of  the  table  are  computed 
for  a  50-ft  right-of-way.     In  the  accompanying  figure  the  distances  c  d  anc 

cd'  =25  ft,  being  measured  perpendiculai 
to  the  center  line  of  the  right-of-way.  Th< 
skew  distances,  a  b  and  a  b\  are  measure* 
along  the  bisector  of  the  angle  cad  from  tin 
angle  point  a  in  the  center  line  to  the  point 
of  intersection,  b  and  b',  of  the  right-of-waj 
lines.  For  any  other  width  than  25  ft,  th< 
skew  distance  required  is  the  distance  in  the  table  multiplied  by  tin 
ratio  of  the  width  in  question  to  25  ft. 


Fig.  30 


Table  V. — Minutes  in  Decimals  of  a  Degree  (11) 


Deci- 

Deci- 

Deci- 

Deci- 

Deci- 

Min 

mal 

Min 

mal 

Min 

mal 

Min 

mal 

Min 

mal 

C 

.00000 

12' 

.20000 

24' 

.40000 

86' 

.60000 

48' 

8OO0 

30" 

.00833 

30" 

.20833 

30" 

.40833 

30" 

.60833 

30" 

.8088: 

1' 

.01667 

13' 

.21667 

25' 

.41667 

37' 

.61667 

49' 

.8166 

30" 

.02500 

30" 

.22500 

80" 

.42500 

30" 

.62500 

80" 

.8250 

2' 

.08333 

14' 

.23333 

26' 

.43333 

38' 

.63333 

SO' 

.8833 

30" 

.04167 

30" 

.24167 

30" 

.44167 

30" 

.64167 

30" 

.8416 

3' 

.05000 

15' 

.25000 

27' 

.45000 

39' 

.65000 

61' 

.8500 

30" 

.05833 

80" 

.25833 

30" 

.45833 

30" 

.65883 

80" 

.8683 

4' 

.06667 

16' 

.26667 

28' 

.46667 

40' 

.66667 

52' 

.0666 

30" 

.07500 

30" 

.27500 

30" 

.47600 

30" 

.67500 

30" 

.8750 

6' 

.08333 

17' 

.28333 

29* 

.48333 

41' 

.68333 

63' 

.8833 

30" 

.09167 

30" 

.29167 

30" 

.49167 

30" 

.69167 

30" 

.8916 

6' 

.10000 

18' 

.30000 

30' 

.50000 

42' 

.70000 

54' 

.9000 

30" 

.10833 

30" 

.30833 

30" 

.50833 

30" 

.70838 

30" 

.9083 

7' 

.11667 

19' 

.31667 

31' 

.61667 

43' 

.71667 

55' 

.9166 

30" 

.12500 

30" 

.32500 

30" 

.52500 

30" 

.72500 

30" 

.9250 

8' 

.13338 

20' 

.33333 

32' 

.53333 

44' 

.73838 

56' 

.9333 

30" 

.14167 

30" 

.34167 

30" 

.54167 

30" 

.74167 

30" 

.9416 

9' 

.15000 

21' 

.35000 

33' 

.55000 

45' 

.75000 

57' 

.9500 

80" 

.16833 

30" 

.85833 

80" 

.55833 

30" 

.75833 

30" 

9583 

10' 

.16667 

22' 

.36667 

84' 

.56667 

46' 

.76667 

58' 

.9666 

80" 

.17500 

30" 

.37500 

30" 

.57500 

30" 

.77600 

30" 

.975C 

11' 

. 18333 

23' 

.38333 

36' 

.58333 

47' 

.78833 

59' 

.9833 

30" 

.19167 

30" 

.39167 

30" 

.59167 

30" 

.79167 

30" 

991C 

***t 

.20000 

24' 

.40000 

36' 

.60000 

48' 

.80000 

6C 

1.0000 

4*1.  16 
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Table  VI.— Radii  (11) 


Radiutf 


lO 


Infinite 
34377.53 
17188.80 
1I459.20 
8594.42 
687 S. SB 
5729.65 
4911 .15 
4297.28 
3819.83 
3437.87 
3125.36 

2864.93 
2644.58 
2455.70 
2292. Ol 
2148.79 
2022.41    - 
1910.08 
1809.57 
1719.12 
1637.28 
1562.88 
1494.95 
1432.69 
1375. 44> 
1322.53 
1273  .  57 
1228.11 
1185.78 
1146.28 
1109.33 
1074.68 
1042.14 
1011.51 
982.64 
955.37 
929.57 
905.13 
881.95 
859.92 
838.97 
818.64 
799.61 
781.44 
764 .08 
747.48 
731.58 
716.34 
701 .73 
687.70 
674.22 
661.26 
648.79 
636.78 
625  21 


lO 


11 


12 


13 


14V 


16 


16 


9°2C 
30 
40 
50 
0 
10 
20 
80 
40 
50 
0 
10 
20 
30 
40 
50 
0 
10 
20 
30 
40 
50 
O 
lO 
20 
30 
40 
50 
O 
lO 
20 
30 
40 
SO 
O 
lO 
20 
30 
40 
50 
O 
lO 
20 
30 
40 
50 


17 


18 


0 
10 
20 
30 
40 
50 
0 
10 
20 
80 


Radius 


614.05 
603.29 
592.89 
582.85 
573.14 
563.75 
554.66 
545.87 
537.84 
529.08 
521.07 
513.30 
505.76 
498.48 
491.32 
484.40 
477.68 
471.15 
464.78 
458.59 
452.57 
446.69 
440.97 
435.40 
429.96 
424.66 
419.49 
414.44 
409.32 
404.51 
399.80 
395.21 
390.72 
386.88 
882.04 
377.84 
373.74 
369.72 
365.79 
361.94 
358.17 
354.48 
350.86 
347.32 
843.85 
340.45 
337.11 
333.84 
330.63 
327.48 
824.40 
321.37 
318.89 
815.47 
812.61 
309.79 


18°40/ 
50 

19  0 
10 
20 
30 
40 
50 

20  0 
10 
20 
30 
40 
50 

21  0 
10 
20 
30 
40 
50 

22  0 
10 
20 
30 
40 
50 

23  0 
10 
20 
30 
40 
50 

24  0 
10 
20 
30 
40 
50 

26  0 
10 
20 
30 
40 
50 

26  0 
10 
20 
30 
40 
50 

27  0 
10 
20 
30 
40 
50 


Radius 


307.08 
304.31 
801.64 
299.02 
296.45 
293.91 
291.42 
288.98 
286.57 
284.20 
281.87 
279.58 
277.33 
275.11 
272.94 
270.78 
268.67 
266.59 
264.54 
262.62 
260.54 
258.58 
256.65 
254.75 
252.88 
251.04 
249.22 
247.43 
245.66 
243.92 
242.20 
240.51 
238.84 
237.20 
235.57 
233.97 
232.39 
230.83 
229.30 
227.78 
226.28 
224.81 
228.36 
221.91 
220.49 
219.08 
217.70 
216.33 
214.98 
213.65 
212.33 
211.03 
209.74 
208.47 
207.22 
205.98 


Degree 

28°  V 

30 

29  0 

30 

30  0 

30 

81  0 

30 

32  0 

30 

33  0 

30 

34  0 

80 

35  0 

80 

36  0 

80 

87  0 

30 

38  0 

80 

89  0 

80 

40  0 

80 

41  0 

80 

42  0 

30 

43  0 

30 

44  0 

30 

45  0 

80 

46  0 

30 

47  0 

30 

48  0 

30 

49  0 

80 

50  0 

30 

51  0 

30 

52  0 

80 

58  0 

30 

54  0 

30 

55  0 

80 
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Table  VH.— Externals,  Radii,  Arcs  for  Tangents  of  100  Ft,  Deflectioi 


Chord  for  50-foot  Arc  -  50.00 


Ext 
Ft 


0.2 


0.3 


0.4 


Radhu 
Feet 


22918.16 
22178.86 
21485.76 
20834.67 
20221.87 
19644.10 
19098.41 
18582.24 
18093.22 
17629.28 
17188.54 
16769.30 
16370.01 
15989.31 
15625.90 
15278.66 
14946.50 
14628.48 
14323.71 
14031.38 
13756.75 
13481.11 
13221.85 
12972.37 
12732.13 
12500.63 
12277.39 
12061.99 
^4.01 
-.09 
86 


Diff 
10" 


119.22 
111.92 
105.25 
99.12 
93.52 
88.42 
83.70 
79.35 
75.32 
71.63 
68.18 
64.98 
61.97 
59.21 
56.58 
54.15 
51.90 
49.74 
47.73 
45.84 
44.06 
42.38 
40  80 
39.30 
37.88 
36.55 
35.27 
34.07 
32.92 
31.83 


Aro 
Feet 


199.999 


199.998 


199.996 


Dcf  Arc  Skew 
100  Ft  25  Ft 


0 


199.995 


0°  07.5' 
07.8 
08.0 
08.3 
08.5 
08.8 
09.0 
09.3 
09.5 
09.8 
10.0' 
10.3 
10.5 
10.8 
11.0 
11.3 
11.5 
11.8 
12.0 
12.3 

0°  12.5' 
12.8 
13.0 
13.3 
13.5 
13.8 
14.0 
14.3 
14.5 
14.8 

o*  \h.v 


25.00 


25.00 


25.00 


25.00 


1° 


Chord  for  50-foot  Are  -  50.00 


M 


jEzt 
Ft 


0.4 


0.5 


0.6 


• 

1 

2 

S 

4 

5 

6 

7 

8 

9 
10 
11 
12 
13 
14 
15 
16 
17 
18 
19 
20 
21 
22 
23 
24 
25 
29 
27 
28 
29 
30 
31 
32 
33 
34 
35 
30 
37 
38 
39 
40  0.7 
41 
42 
43 
44 
45 
40 
47 
48 
49 

50  0.8 
51 
52 
53 
54 
55 
50 
57 
58 
59 
000.9 


0.7 


Radhu 
Feet 


11458.86 
11271.01 
11089.20 
10913.18 
10742.64 
10577.37 
10417.09 
10261.61 
10110.69 
9964.149 
9821.794 
9683.449 
9548.947 
9418.130 
9290.848 
9166.962 
9046.333 
8928.839 
8814.357 
8702.774 
8593.979 
8487.871 
8384.350 
8283.325 
8184.704 
8088.404 
7994.343 
7902.444 
7812.634 
7724.842 
7639.000 
7555.046 
7472.916 
7392.553 
7313.899 
7236.900 
7161.507 
7087.667 
7015.334 
6944.464 
6875.008 
6806.930 
6740.185 
6674.737 
6610.547 
6547.580 
6485.800 
6425.175 
6365.674 
6307.264 
6249.915 
6193.600 
6138.290 
6083.959 
6030.582 
5978.132 
5926.587 
5875.923 
5826.117 
5777.148 
5728.996 


Diff 
10" 


Aro 
Feet 


31.83 
30.80 
29.81 
28.87 
27.98 
27.12 
26.31 
25.53 
24.78 
24.04 
23.39 
22.73 
22.11 
21.51 
20.93 
20.37 
19.84 
19.33 
18.84 
18.36 
17.91 
17.47 
17.04 
16.63 
16.24 
15.86 
15.49 
15.14 
14.79 
14.46 
14.16 
13.83 
13.54 
13.25 
12.97 
12.69 
12.43 
12.18 
11.93 
11.69 
11.46 
11.23 
11.01 
10.80 
10.60 
10.39 
10.20 
10.01 
9.83 
9.65 
9.47 
9.30 
9.14 

8.82 
8.67 
8.52 
8.37 
8.23 
8.09 
7.96 


199.995 


199.993 


199.991 


199.988 


199.986 


199.983 


199.980 


Def  Arc 
100  Ft 


0*15.0' 
15.3 
15.5 
15.8 
16.0 
16.3 
16.5 
16.8 
17.0 
17.3 

0*  17.5' 
17.8 
18.0 
1&3 
18.5 
18.8 
19.0 
19.3 
19.5 
19.8 

0°2O.O' 
20.3 
20.5 
20.8 
21.0 
21.3 
21.5 
21.8 
22.0 
22.3 

0*22.5' 
22.8 


25.00 


25.00 


25.00 


25.00 


2S.OO 


23.0 
23.3 
23.6 
23.8 
24.0 
24.3 
24.5 

24.8 
0°  25.0* 
25.3 
25.5 
25.8 
26.0 
26.3 
26.5 

26.8 
27.0 
27.3 
0*27.5* 
27.8 
28.0 
28.3 
28.5 
28.8 
29.0 
29.3 
29.5 
29.8 

*-**?'  i25,0O 


25.QQ 


1.16 

rAm  of  100  Ft,  and 
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V 

1 

3* 

Chord  far  50-foot  Are 

-50.00 

Chord  for  50-foot  Arc  «=  50.00 

Sit 

Bm&h    Diff 

Are 

DefArc    Skew 

M 

• 

Ext 

Radius 

Diff 

Arc 

DefAro 

Skew 

Jeet 

reel 

10" 
7.96 

Feet 

100  Feet 

25  Ft 

Feet 
1.3 

Feet 

10" 
3.54 

Feet 

100  Feet 

25  Ft 

r  QLt . 

5728.996 

199.980 

0*30.0' 

25.00 

3818.845 

199.954 

(TUtf 

25.01 

L         15681.639  7.83 

.979 

30.3 

1 

3797.738 

3.50 

.954 

45.3 

I         ir6.15.059   7.70 

.979 

30.5 

2 

3776.861 

3.46 

.953 

45.5 

t         15539.235   7.58 

.979 

30.8 

3 

3756.213 

3.42 

.953 

45.8 

V        15544.151    7.45 

.978 

31.0 

4 

3735.789 

339 

.952 

46.0 

I.        15499.789  17.34 

.978 

31.3 

5 

3715.585 

3.35 

.952 

463 

t         5456,130  17.22 

.977 

31.5 

6 

3695.600 

3.31 

.951 

46.5 

I          5413.159  j7.ll 

.977 

31.S 

7 

3675328 

3.28 

.951 

463 

1          5370.858  17.00 

.977 

32.0 

8 

3656.265 

3J24 

.950 

47.0 

i         5329.215   6.89 

.976 

32.3 

9 

3636.911 

3.21 

.949 

473 

•  k9  5288.211   6.78 

199.976 

0*32.5' 

25.00 

10 

1.4 

3617.759 

3.18 

199.949 

0*473' 

25.01 

1         5247.833   6.68 

.976 

32.8 

11 

3598.809 

3.14 

.948 

47.8 

I         5208.067   6.58 

.975 

33.0 

12 

3580.055 

3.11 

.948 

48.0 

3        15168.900  6.48 

.975 

33.3 

13 

3561.497 

3.08 

.947 

48.3 

A         5130.315   6.38 

.974 

33.5 

11 

3543.128 

3.05 

.947 

48.5 

*         SU92JI04   6.29 

.974 

33.8 

15 

3524.949 

3.02 

.946 

483 

•         5O51350  6.20 

.974 

34.0 

16 

3506.954 

2.98 

.946 

49.0 

7          5017.944   6.11 

.973 

34.3 

17 

3489.143 

2.95 

.945 

49.3 

•  [4961.572  6.02 

•  k945.724  5.93 

•  LB  14910.388  5.85 

.973 

34.5 

18 

3471.511 

2.92 

.945 

49.5 

.973 

34.8 

19 

3454.057 

2.90 
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49.8 

199.972 
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25.01 

96 

1.5 

3436.777 

2.87 
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25.01 

n 

4875.553  5.77 

.972 

35.3 

21 

8419.669 

2.84 

.943 

503 

S 

4341.208  5.68 

.971 

35.5 

22 

3402.730 

2.81 

.942 

50.5 

ft 

4807.344  5.60 

.971 

35.8 

23 

33S5.958 

2.78 

.942 
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II 

4773.960  5.53 

.971 

36.0 

24 

3369.350 

2.75 

.941 

51.0 

It 

474L016  5.45 

.970 

36.3 

25 

3352.905 

2.73 

.941 

51.3 

II 

4708.534  5.38 

.970 

36.5 

26 

3336.619 

2.70 

.940 

51.5 

17 

4676.495  5.30 

.969 

36.8 

27 

3320.491 

2.67 

.939 
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tt 

4644.886  5.23 

.969 

37.0 

28 

3304.517 

2.65 

.939 

52.0 

ft 

4613.702  6.16 

.969 

37.3 

29 

3288.696 

2.62 

.938 

52.3 

Su 

4582.935  5.09 

199.968 

0*373' 

25.01 

30 

13 

3273.026 

2.60 

199.938 

0°  52.5' 

25.01 

& 

4552.575  15.03 

.968 

37.8 

31 

3257.505 

2.57 

.937 

523 

ft 

4522.614  4.96 

.967 

38.0 

32 

3242.129 

2.55 

.936 

53.0 

ft 

4493.045  4.90 

.967 

38.3 

33 

3226.899 

2.53 

.936 

53.3 

* 

4463-859  4-83 

.966 

38.5 

34 

3211.809 

2.50 

.935 

533 

& 

4435.061  '4-77 

.966 

38.8 

35 

3196.861 

2.48 

.935 

53.8 

ft 

4406.611  4.71 

.966 

39.0 

36 

3182.051 

2.46 

.934 

54.0 

37 

4378-533  4.65 

.965 

39.3 

37 

3167.378 

2.43 

.933 

54.3 

ft 

4350.812  4-59 

.965 

39.5 

38 

3152.839 

2.41 

.933 

543 

ft 

4323.439  4.53 

.964 

393 

39 

3138.433 

2.39 

.932 

54.8 

*  U  4296.407  4.48 

199.964 

0*  40.0*  25.01 

46 

1.6 

3124.157 

2.37 

199.932 

0°55.0' 

25.01 

♦1        (4269.712  ;4.42 
?        4243.346  437 

.964 

40.3 

41 

3110.011 

235 

.931 

553 

.963 

403 

42 

3095.992 

2.33 

.930 

553 

*»        4217.304  4.31 

.963 

40.8 

43 

3082.100 

2.31 

.930 

55.8 

**       4191.579  4.26 

.962 

41.0 

44 

3068330 

2.28 

.929 

56.0 

**       '4166.166  4.21 

.962 

413 

45 

3054.684 

2.26 

.928 

56.3 

5       14141.058  4.16 

.961 

413 

46 

3041.158 

2.24 

.928 

563 

5        4116.252  4.11 

.961 

41.8 

47 

3027.751 

2.22 

.927 

563 

•        4091.741  4.06 

.960 

42.0 

48 

3014.461 

2.21 

.927 

57.0 

•        4067.520  4.01 

.960 

42.3 

49 

3001.289 

2.19 

.926 

573 

*  U  404X583  :3.97  , 

199.969 

0*425' 

25.01 

53 

1.7 

29S&229 

2.17 

199.925 

0°  573' 

25.01 

H        4019.928  3.92 

.969 

423 

51 

2975.284 

2.15 

.925 

573 

5        3996J46 1337 

.958 

43.0 

52 

2962.449 

2.13 

.924 

58.0 

*        3973.435  {3.83 

.958 

433 

53 

2949.726 

2.11 

.923 

58.3 

•J       3950.589 13.79 

.967 

43  J> 

54 

2937.110 

2.09 

.923 

583 

*       3928.005  i3.74 

.957 
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55 

2924.603 

2.08 

.922 
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5       3905.677  3.70 

.966 

44.0 

M 

2912.200 

2.06 

.921 

59.0 

JJ       3*83.602  3.66 

.956 

44.3 

57 

2899.903 

2.04 

.921 

59.3 

•       386L773  3.62 

.965 

44.5 

58 

2887.708 

2.02 

.920 

593 

5       &40.190  3.58 

.965 

44.8 

59 

2875.617  2.01 

.919 

59.8  ; 

•  u 

3618346  334 

199.964 

0*45^ 

25.01 

60 

1.7 

2863.625  1 1.99 

199.919 

1°  00.C 

Surveys  and  Office  Practice 
Table  VII.— Externals,  Radii,  Area  (or  Tangenta  of  100  Ft, 


»***, 


4' 

•• 

Chcml  for  60Jwt  Are 

■  MUM 

Chad  tor  50  foot  Are  - 
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M 
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99.90S 

row 

26.02 

•   23 

1        40  1.12 

199388 

1*  20.1' 

.904 

OM 

346 

203 

.m 

OU 

* 

2        So  1.11 

.844 

20.6 

.m 

ou 

■ 

2        70  1.10 

203 

.902 

OU) 

| 

2        H   1.09 

342 

21.1 

.901 

ou 

1 

2        «1   1.09 

381 

31.3 

.900 

ou 

■ 

2        H  1.08 

340 

21.S 

399 

ou 

2        12  1.07 

.849 

213 

JM 

07.0 

a 

3        06  1.07 

22,1 

398 

073 

>» 

a      30  i.oe 

347 

22.3 

99397 

l"073' 

24.02 

W    2.4 

3         82    1.05 

199346 

1*13.8' 

,es>e 

073 

I 

a     S3  i.05 

348 

1 

344 

23.1 

391 

OU 

1 

3        OS  1.03 

344 

23.3 

Mt 

ou 

(4 

3         11    1.03 

343 

■     23.8 

393 

ou 

1 

3        82  1.02 

342 

.892 

1 

3        48  1.02 

34.1 

003 

7 

3        72  131 

340 

24.3 

Ml 

18 

a      30  !i.oo 

339 

34.0 

093 

t 

2         28    1.011 

338 

24.S 

99389 

28.02 

a         58   0.99 

199337 

1*25.1 

389 

1U 

1 

2         20   0.99 

318 

33.3 

3K8 

i 

)        19  0.98 

35.8 

387 

103 

i* 

2         44  0.97 

334 

2S.8 

.666 

11  JO 

4 

1         31    0.97 

3S3 

26A 

384 

113 

1         24   0.9fl 

.812 

20.3 

364 

113 

• 

1         49  0.98 

311 

20.8 

.8*4 

7 

1        27  0.95 

330 

26.8 

.663 

123 

S 

1         <29  0.94 

329 

27.1 

3S2 

12.3 

1          83   0.94 

».: 

r  iE.5' 

26.02  1 

•   23 

1          29   0.94 

199327 

1*  27.< 

.WO 

118 

1 

1        >8  !0.93 

320 

27  .< 

.880 

iu 

' 

1 

338 

28. 

.87* 

1U 

\ 

1 

i      i20  'aw 

334 

.673 

iu 

■ 

333 

28. 

.877 

IU 

1 

U 

1        i37  0.91 

3SJ 

.878 

| 

• 

1        412  '0.90 

331 

2*. 

.876 

143 

7 

1        77  (1.90 

310 

39. 

.875 

143 

18 

1         113   0.89 

.819 

20- 

.874 

143 

I 

I         -38  0.69 

318 

S». 

99.fi  73 

1*  ti.O" 

>s.oa 

Ml  IS 

1         13  038  199317 

1-  SO. 

Art.  16  Curve  Tables 

lor  Arcs  of  100  Ft,  and  Skew  Distance*  for  Widths  of  If  Ft 


Chord  for  50-foot  Are  -  60.00 


u  Ext 
MFt 


Ut 


I 


i, 


Are 


DefArc 
lOOFerti 


2J 


U 


1908.113  £85,199*17 

K02J818  .880  /       .810 

U97J52  .875         .816 

1892313  IJ870  \       .814 

,1897.106  J86&\       -813 

1881.9271*61]       J812 

1 1876.775, M6  J8U 

1871.662  -852  J        .810 

1801556   .£47 

1861.488   J8A2.  ~~- 

1856.447  t  *3&  \199J807 

1851.434  \J833 

1846.447   £29 

184L487  \JB2A 

1836453   J8SO 

1831.647   -815 

1826.765    .811  /        -*» 

1821.015    -807 

1817.060 

1812J77 

1807.497   .TV* 

1802.744   .700 

1798J015  .786 

1793.311   .782 

1788.631   .778 

1783.975   .774 

1779.344   .770 

1774.737  '.766 

1770.152  .762 

1765593   .758 


1756542 

1762:051 

1747584 

1743.138 

1738.716 

1734315 

1729.037 

1726580 

172L247 

1716433 

1712.643 

1708-372 

1704.124 

1699595 

1695.689 

1691502 
1687.337 

1683.191 

1579.066 

1674.961 

1670.876 

1666811 

1662.766  '.672 

1666.739  .669 

1654.733  .666 

1650.745  .663 

1646.777  U660 

1642-827  .657 

1638*897  .653 

1634-9651.660 


Skew 
26  Ft 


25.03 


25.04 


2&04 


I" 


I 


25.04 


25.04 


26J04 


125.06 


Chord  for  60-foot  An  -  50.00 


3.1 


6,  8.1 

I 

% 

S 

4 

6 

6 

7 

8 

9 
10 
11 
13 

is; 

14 

u 

16, 

17i 

18 

It. 

26   3.2 

21 

22 

23 

24 

26i 

26 

27 

28 


30; 
31 


3.3 


33 
34 
36 
36 

37 


46 
41 
42 

43 
44 
45 
46 

47 
48 
49 

56 
51 
52 
53; 

54 
55! 
56i 
57 
58 
59 


3.3 


3.4 


Feet    1 10" 


35 


1634.985  .660 

1631.002  .647 

1627.217  .644 

1623.361  '.641 

1619522  1.638 

1615.702  .635 
1611.899  .632 
1608.115  .629 
1604.348  .626 
1600599  .623 
1596.866  .620 
1593.162  .618 
1589.454  .615 
1585.774  .612 
1582.110  .609 
1578.464  :.606 
1574.833  .604 
1571.220  .601 
1567.623  598 
1564.043  595 
1560.478  593 
1556.930  1590 
1553.398  1 587 
1549.882  586 
1546.381  [582 
1542597  580 
1539.427  577 
1535.974  574 
1532535  572 
1529.113  570 
1525.705  567 
1522.313  564 
1518.934  562 
1515572  559 
1512.224  557 
1508.891  554 
1505572  552 
1502.268  550 
1498.978  547 

1495.703  545 
1492.441  542 
1489.195  540 
1485.961  538 
1482.742  535 
1479537  533 
1476.346  531 
1473.167  529 
1470.004  ,526 
1466.852  524 
1463.716  522 
1460591  519 
1457.481  517 
1454.383  515 
1451.299  513 
1448.227  511 
1445.169  509 
1442.123  .506 
1439.090  504 
1436.069  502 
1433.062  500 
1430.066  .496 


Are 
Feet 


199.751 
.750 
.749 
.748 
.746 
.745 
.744 
.743 
.741 
.740 

199.739 
.738 
.737 
.735 
.734 
.733 
.732 
.731 
.729 

I      .728 

199.727 
.726 
.724 
.723 
.722 
.721 
.719 

I  .718 
.717 
.715 

199.714 
.713 
.712 
.710 
.709 
.708 
.707 
.705 
.704 
.703 

199.702 
.700 
.699 
.698 
.696 
.695 
.694 
.692 
.691 
.690 

199.688 
.687 
.686 
.684 
.683 
.682 
.680 
.679 
.678 
.676 

199.675 
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Table  VII.— -Externals,  Radii,  Arcs  for  Tangents  of  100  Ft,  Deflection 
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Feet 

100  Feet1 251 

• 
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199.675 

2*00.2' 

25.06 

1270.620 

199.589 

2°  15.3'  25. 

11 

1427.084 

.496 

.674 

00.4 

1 

1268.262 

.392 

.587 

153 

2' 

1424.113 

.494 

.672 

00.7 

2 

1265.912 

.391 

.585 

15.8 

*i 

1421.155 

.492 

.671 

00.9 

3 

1263.572 

.389 

384 

16.0 

4 

1418.209 

.490 

.669 

01.2 

4 

1261.239 

.388 

.582 

16.3 

5 

1415.276 

.488 

.668 

01.5 

6 

1258.915 

.387 

381 
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6 

1412.353 

.486 

.667 

01.7 

6 

1256.699 

.385 

379 

16£ 

*i 

1409.444 

>4o4 

.000 

02.0 

7 

1254.293 

.384 
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17.0 

8 

1406.545 

.482 

.664 

02.2 

8 

1251.994 

.382 
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17.3 

t 

1403.660 

.480 

.663 

02.5 

t 

1249.704 

.381 
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173 

It 

3.6 

1400.785 

.478 

199.661 

2°  02.7' 

25.06 

16 

4.0 

1247.422 

.380 

199373 

2*  17JST  25 

11 

1397.923 

.476 

.660 

03.0 

11 

1245.149 

.378 

371 

18.0 

13 

1395.071 

.474 

.658 

03.2 

12 

1242.883 

.377 

370 

18.3 

IS 

1392.233 

.472 

.657 

03.5 

13 

1240.626 

.376 

368 

183 

14 

1389.404 

.470 

.656 

03.7 

14 

1238.376 

.374 

367 

18£ 

16 

1386.588 

.468 

.654 

04.0 

16 

1236.136 

.373 

365 

10.1 

1« 

1383.782 

.467 

.663 

04.2 

16 

1233.902 

.371 

364 

19.3 

17 

1380.989 

.465 

.651 

04.5 

17 

1231.678 

.370 

362 

10.6 

18 

1378.206 

.463 

.650 

04.7 

18 

1229.460 

.369 

.561 

19.8 

It 

1375.435 

.461 

.649 

05.0 

It 

1227.252 

.367 
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20.1 

26 

3.6 

1372.673 

.459 

199.647 

2*05.2' 

26.07 

26 

4.1 

1225.050 

.366 

199358 

2*20.3'  a 

31 

1369.924 

.457 

.646 

05.5 

21 

1222.857 

.365 

356 

20.6 

22 

1367.185 

.456 

.644 

05.7 

22 

1220.671 

.364 

354 

20.8 

33 

1364.458 

.454 

.643 

06.0 

23 

1218.494 

.362 
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21.1 

24 

1361.740 

.452 

.642 

06.2 

24 

1216.323 

.361 

.551 

21.3 

2ft 

1359.034 

.450 

.640 

06.5 

2ft 

1214.161 

.360 

349 

21.6 

26 

1356.339 

.448 

.639 

06.7 

26 

1212.006 

.358 

348 

21.8 

27 

1353.654 

.447 

.637 

07.0 

27 

1209.859 

.357 

346 

22.1 

28 

1350.979 

.445 

.636 

07.2 

28 

1207.719 

.356 

345 

22-3 

2t 

1348.316 

.443 

.634 

07.5 

2t 

1205.587 

.355 

343 

22.6 

20   3.7 

1345.662 

.441 

199.633 

2°  07.7' 

25.07 

36 

4.1 

1203.462 

.353 

199341 

2*22.8'  2 

31 

1343.020 

.440 

.631 

08.0 

31 

1201.345 

.352 

340 

23.1 

23 

1340.386 

.438 

.630 

08.2 

32 

1199.234 

.351 

338 

23.3 

S3 

1337.764 

.436 

.629 

08.5 

33 

1197.133 

.350 

337 

23.6 

34 

1335.151 

.434 

.627 

08.7 

34 

1195.037 

.349 

335 

2&8 

3ft 

1332.550 

.433 

.626 

09.0 

3ft 
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at 
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*1 
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as 
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58.0 

at 
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S3 
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M 
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42.9 
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58.6 

U 
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35 

479.021 
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at 
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86 
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37 

478.326 

.160 

59.4 

as 

499.696 

392 

44.0 
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41 

476.940 

.144 

00.4 

42 

498.188 

377 

45.0 

42 
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44 
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44 

475.906 

.132 

01.2 
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45 
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46 
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mioja 

496  201  .062  197346 

5*  47.1' 

2530 

50 

104 

473351 

.057 

197.108 

6*  02.7' 
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51 
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03.0 

a 
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338 
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47.9 

52 
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at 
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53 
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54 
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48.1 

** 
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H 
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« 
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04.1 

66 
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48.7 

i56 
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f7 
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57 

! 
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68 
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58 
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197.067 

6°  05.4' 
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468.452 

.042 

06.9 
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17 
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25.8 
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10 
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.675 

29.7 
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14.5 
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36 

458.641 
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14.8 
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440.152 
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37 
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15.0 

37 

439.856 

.657 

30.8 

38 
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.910 

15.3 

38 
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31.0 

80 
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.906 

15.6 

39 
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31.3 

40 
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32.1 

43 
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16.6 

43 
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.631 
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44 
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16.9 

44 

437.793 
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32.6 

45 
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17.1 

45 
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.622 

32.9 

46 
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.876 

17.4 

46 
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.618 

33.1 

47 

455.142 

.872 

17.7 

47 

436.915 

.613 

33.4 

48 

454.826 

.868 

17.9 

48 

436.623 

.609 

33.7 

40 

454.511 

.863 

18.2 

49 
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.605 

33.9 

50 

10.9 
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.052 

196.859 

6°  184' 
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436.040 
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25.6 

51 
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.855 

18.7 

51 
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.596 

34.5 

52 

453.568 
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19.0 

52 

435.459 

.591 

34.7 

53 

453.254 

.846 

19.2 

53 

435.169 

.587 

35.0 

54 

452.941 

.842 

19.5 

54 

434.879 

.583 

35.3 

55 

452.629 

.838! 

19.8 

55 

434.589 

.578 

35.5 

56 

452.316 

.834| 

20.0 

56 

434.300 

.574 

35.8 

57 

452.004 

.829 

20.3 

57 

434.012 

.569 

36.0 

58 
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58 
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56 
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20.8 

59 
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11.0 
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.048 
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1 
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.280 

52.9 
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37.4 

2 
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.276 

53.2 
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.543 

37.6 

3 

415.731 

.271 

53.5 

432.001 

.538 

37.9 

4 
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.267 

53.7 

431.715 

.534 

38.1 

5 

415.200 

.262 

54.0 

431.430 

.529 

38.4 

t 

414.934 

.257 
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7 
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.525 

38.7 

7 

414.670 

.253 

54.5 
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.521 

38.9 

8 

414.405 

.248 

54.8 

430.576  i 

.516 

39.2 

t 

414.141 

.243 

55.0 
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430.291   .047 

196-512 

6*39.5' 

25.67 

10 

11.9 

413377 

.044 

196.239 

6*  55.3' 

25.72 

11 

430.008 

.507 

39.7 

11 

413.614 

.234 

55.6 

1? 

429.724 

.503 

40.0 

12 

413.350 

.229 

55.8 

It 
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.498 

403 

19 

413.088 

.225 

56.1 

11 

429.159 

.494 

40.5 

14 

412.825 

.220 

56.4 

U 

428.877 

.489 

40.8 

16 

412.563 

.216 

56.6 

If 

428.595 

.485 

41.0 

16 

412.301 

.211 

56.9 

17 

428.313 

.480 
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17 

412.039 

.206 

57.2 

18 

428.032 

.476 

41.6 

18 

411.778 

.202 

57.4 

If 

427.751 

.471 

41.8 

It 

411.517 

.197 

57.7 

»IL5 
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196.467 

6°  42.1* 

25.67 

24) 

12.0 

411.256 

.043 

196.192 
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25.73 

21 

427.191 

.462 

42.4 

21 

410.996 

.188 

58.2 

n 

426.911 
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42.6 

22 

410.736 

.183 

58.5 

» 

n 

425.631 

.453 

42.9 

23 

410.476 

.178 

583 

21 

426.352 

.449 

43.2 

24 

410.216 

.174 

59.0 

24 

426.074 

.444 

43.4 

25 

409.957 

.169 
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24 

425.795 

.440 

43.7 

2« 

409.699 

.164 

59.5 

27 

425.517 

.435 

44.0 

27 

409.440 

.160 

59.8 

28 

425.239 

.431 

44.2 

28 

409.182 

.155 

roo.r 

21 

424.962 

.426 

44.5 

29 

408.924 

.150 

00.3 

»1U 

424.6*5   .046 

196.422 

6*44.7' 

25.68 

30 

12.1 

408.666 

.043 

196.146 

7°  00.6' 

25.74 

11 

424.40* 

.417 

45.0 

31 

408.409 

.141 

00.9 

32 

424.132 

.413 

45.3 

82 

408.152 

.136 

01.1 

a 

423.856 

.408 

45.5 

33 

407.895 

.131 

01.4 

SI 

423.550 

.404 
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34 

407.639 

.127 

01.7 

3i 

423.305 
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46.1 

35 

407.383 

.122 

01.9 

K 

423.030 

.395 

46.3 

36 

407.127 

.117 

02.2 

33 

422.755 

.390 

46.6 

37 

406.872 

.113 

02.5 

IK 

422.481 
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46.9 

38 

406.616 

.108 

02.7 

M 

422.207 

-381 

47.1 

39 

406.362 
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03.0 

•  li.7 
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6°  47.4' 

25.60 

40 

12.1 

406.107 
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196.099 
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41 

421.640 
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47.6 

41 

405.853 

.094 

03.5 

42 
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47.9 

42 

405.599 

.089 

03.8 

H 

421.114 
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48.2 

43 
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04.1 

44 

1  420>42 
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48.4 

44 

405.092 

.080 

04.3 

4{ 
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48.7 

45 
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49.0 

44 
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47 
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49.2 

47 
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05.1 

41 
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49.5 

48 

404.081 

.061 

05.4 

4§ 
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49.8 

49 

403.829 
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05.6 

•  lU 

419215 
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25.70 

50 

12.2 

403.578 

.042 
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25.76 

44 
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51 

403.327 

.046 

06.2 

52 

411675 
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50.6 

52 
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06.4 

411406 
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53 
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44 
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54 
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41 
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55 
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07.2 
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43 
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51.C 

56 
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07.5 
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57 
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58 
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•  llj 
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60 
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7°  W 

Surveys  and  Office  Practice 
Table  VTJ.— Externals,  Radii,  Arc*  (or  Tangent*  a 


Sect.  5 
100  Ft,  Deflections 
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359.370 

.065 

584 

374 

43.4 

369.169 

.060 

388 

42.7 

158.0M 

.054 

584 

■   371.281 

463 

43.0 

!■..  'M 

112       371. OM 

.036 

HUH 

2540 

.034 

7°  694 

25.05 

ivo.mi 

418 

434 

3M.3IJ1 

.1138 

69.6 
69.0 

37o!*"J2 

44.1 

157  'oSO 

028 

8"  00.3' 

370  I* 

438 

416 

357.557 

.017 

00.7 

300.761 

427 

357.357 

01.0 

mo-ms 

422 

45.1 

257.157 

006 

309.335  | 

J17 

356.967 

001 

014 

312 

43.7 

3*6.757 

104 

006 

01.8 

113.1 

16H.909   .035 

Ifti  407 

7"  45V 

366.557 

.033 

104 

ooo 

8-02.1' 

25.96 

J«-  «97 

401 

16.2 

166.363 

086 

024 

3oN.4JsS 

.296 

484 

a 

OHO 

024 

368-273 

491 

447 

33 

166.060 

02.0 

3AS-081 

.286 

34 

.TO.  701 

960 

.y,7..->50 

isi 

173 

li 

356.563 

964 

.275 

474 

N 

366.161 

958 

037 

3*7.428 

.770 

474 

11 

356.166 

963 

3*7.217 

266 

43.1 

ts 

161.068 

04.2 

367.006 

.3  HI 

It 

351.771 

**: 

044 

iai 

3*6.7*1 
368-386 
340.376 

-035 

19S.25S 
311 

.241 

7*48.8' 
4»Ji 

25.01 

M  134 

■ 

3M.57J 
15V179 

.033 

194 

m 

8'  01.8' 

25.08 

366.108 

J39 

i 

353.082 

t20 

054 

.234 

49.7 

14 

161.786 

363.748 

.228 

60.0 

i 

353480 

010 

08.1 

345  338 

.223 

60-2 

• 

161.101 

304 

353.107 

400 

06.7 

.213 

604 

8 

353.001 

404 

05.9 

51.0 

n 

352.805 

.888 

07.3 

164.706  1 .035    Mt-XU 

rii3p 

26.02 

0  13.0 

.031 

8"  07.6' 

25.00 

1*4.288                      ■}<* 

514 

41 

3.52414 

.*r? 

114 

4) 

352210 

08.0 

521 

41 

352  024 

466 

084 

i     annul       1      J£ 

j«g          :1s 

62.4 

2 

351429 

461 

62.7 

* 

361.616 

* 

.860 

001 

63.2 
63.7 

■ 

361.247 
351.053 

3*0.859 

ll 

094 

7"  64.0" 
643 

26.03 

H  14.0 
1 

350.666 

360473 

033 

194.828 

8'  las' 

28.00 

« 

417 

107 

644 

13 

160-086 

M 

407 

113 

1  Ml^i*             1         .IB 

663 

I 

346.701 

Hi 

i"1-*?          1       -W 

554 

M 

796 

J»L«6                         _„3 

65.11 

B 

349317 

m 

12.1 

MS                 .ids 

50.2 

(8 

149.125 

7S5 

i  ltUS»»            |         .102 

66.4 

• 

3*8.033 

!SBS'j* 

'lf(S-M7 

7*88.7' 

25.94 

W  14.1     343.74! 

774 

8*  I2.tr  26.01 
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Table  VII. — External!,  Radii,  Arc*  far  Tangents  of  100  Ft,  Deflection 


W 

3 

r 

Chord  lor  50-foot  Arc 

49.96 

Chord  (or  50-foot  An  -  49.95 

H 

Eil 

Ridiui 

Diff 

a™ 

MAM 

Skew 

it 

(Uiiiui 

Diff 

Are 

Def  Arc 

Sko 

Fort 

IM 

100  Feet 

%  Ft 

tot 

Feet 

10" 

Feet 

10O  Feet 

2S1 

14.1 

348.359 

347.977 

547^596 
347.406 
347  216 

032 

194.774 

763 

!752 
.746 
.741 
.735 

8°  ur 

18.4 

337594 

337^234 
337.054 
336575 
339.695 
339516 
335137 
339.158 
335.979 

!435 
.429 

MS 

'.UX 
.401 
.395 
.3*9 

8"  2W 
20.4 

29.7 
30.0 
30.2 
30.5 
30S 
31.1 
31.3 
31.0 

2(U 

14.1 

34&H37 

032 

.Til 

1U 

20.02 

U 

335.800 
335.622 

030 

578 

8*  31.9/ 
32.1 

HU 

34  6^458 

.71)8 

111 

335.443 

.702 

335.265 

.387 

31.7 

346.081] 

.097 

16.7 

335.0*7 

•381 

33  St 

345.892 

.991 

159 

331.910 

565 

33.2 

345.703 

.686 

334.732 

.350 

335 

345515 

480 

175 

.344 

33.B 

345.327 

.675 

334.377 

.338 

34.1 

.669 

a  l8-°. 

331.200 

.332 

34-3 

M 

14.3 

344'wi 

031 

194.064 

26,03 

4.6 

334.023 

029 

194.32/ 

8"  34.8' 

20.1 

11 

344.764 

.658 

18.9 

333. M7 

521 

34.9 

344576 

653 

333.070 

515 

35.1 

H 

344.389 

.647 

19.1 

510 

35.4 

.642 

19.4 

333.317 

.304 

35.7 

M 

344X116 

.298 

39.0 

'.mi 

I9J 

332.905 

.292 

35.2 

11 

343^643 

20.2 

.287 

36-5 

'.m 

205 

332.814 

J81 

36-8 

M 

343>/0 

332.139 

.276 

37.1 

t* 

14.3 

u-im 

031 

1940!* 

S*  2L0' 
2 1.3 

2504 

4.7 

332. 204 
332.089 

029 

194.270 
.264 

g-  37  J' 
37.0 

20.1 

3-1 

597 

215 

331.915 

.258 

37.0 

34JE528 

.592 

21.8 

331.739 

.262 

38.1 

.580 

22.1 

331.565 

.247 

38.4 

II 

342] 158 

jai 

331.390 

.241 

38.7 

M 

341.973 

.575 

2£6 

.235 

39.0 

341.789 

509 

331.042 

.229 

39-2 

H 

341.604 

504 

23.2 

330.868 

.224 

39.5 

553 

330.695 

39.8 

4(  14.4 

341 JH 

.031 

194553 

»•  23.7' 

25.05 

029 

194.213 

a"  40.  r 

36.1 

41 

341.053 

.647 

330:148 

403 

42 

;i4o  m 

542 

24.3 

.201 

43 

... 

536 

245 

330.001 

40.9 

44 

340.50! 

530 

329. S29 

189 

41-1 

45 

340.310 

525 

25.1 

183 

41-4 

41 

340.13(1 

519 

J.T41' 

177 

41.7 

17 

230.053 

513 

25.6 

172 

42.0 

48 

506 

329. 130 

166 

42.2 

4t 

339.  wo 

409 

26.2 

190 

42^ 

339.408 

030 

194.497 

8*  ..1  < 

4J 

338.795 

029 

194 

S'4i8- 

20.1 

11 

339.224 

26.7 

148 

43.1 

339.043 

,481 

.'.-•if; 

143 

43.3 

B 

338.861 

27.3 

137 

43.6 

474 

275 

328.109 

43.9 

tl 

338^498 

.468 

27.8 

327.938 

125 

44.1 

H 

338.317 

.403 
.457 

28.1 
283 

327.76',' 
3 27. SOS 

110 

44.7 

ft 

33/955 

28.6 

108 

45.0 

m 

327.256 

192 

45-2 

» 

337594 

.030 

8*  29.2' 

26.07 

Hi  14.9 

317.085 

.028 

194.096 

8*45^6' 

20.1 

Art.  16  Curve  Tables 

for  Arcs  of  100  Ft,  and  Skew  Distances  for  Widths  of  26  Ft 
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u° 

34° 

Chord  for  50-foot  Arc  - 

-49.95 

Chord  for  50-foot  Arc  = 

=  49.95 

„  Ext 

Radios 

Diff 

Arc 

Def  Arc 

Skew 

M 
0 

Ext 

Radius 

Diff 

Arc 

Def  Arc 

Skew 

M 
• 

Feet 

Feet 

10" 

Feet 

100  Feet 

25  Ft 

Feet 
15.4 

Feet 

10" 
.027 

Feet 

100  Feet 

25  Ft 

14.9 

337X65 

.028 

194.096 

8°  453' 

26.14 

317.159 

193.742 

9*02.O/ 

26.21 

1 

326.915 

.090 

45.8 

1 

316.999 

.736 

02.2 

tj 

326-745 

.085 

46.1 

2 

316.838 

.730 

02.5 

s! 

326-576 

.079 

46.3 

i;  8 

316.678 

.724 

02.8 

41 

326.406 

.073 

46.6 

>    4 

316.517 

.718 

03.1 

5| 

326-237 

.067 

46.9 

4 

316.357 

.712 

03.3 

4 

326.067 

.061 

47.2 

6 

316.197 

.706 

03.6 

7 

325-898 

.055 

47.4 

7 

316.037 

.700 

03.9 

8 

325.729 

.049 

47.7 

8 

315.877 

.694 

04.2 

t 

325-561 

.044 

4S.0 

• 

315.718 

.687 

04.4 

1415J> 

325.392  .028 

194.038 

8°  48.2' 

26.15 

10 

15.5 

315.558 

.027 

193.681 

9°  04.7' 

2&23 

11 

325.223 

.032 

48.5 

11 

315.399 

.675 

05.0 

12 

325.055 

.026 

48.8 

12 

315.240 

.669 

05.3 

13 

324.887 

.020 

49.1 

13 

315.081 

.663 

05.5 

14 

324.719 

.014 

49.3 

14 

314.922 

.657 

05.8 

IS 

324-551 

.008 

49.6 

15 

314.763 

.651 

06.1 

It 

324.383 

.003 

49.9 

14 

314.605 

.645 

06.4 

17 

324.216 

193.997 

502 

17 

314.446 

.639 

06.6 

IS 

324.049 

.991 

50.4 

18 

314.288 

.633 

06.9 

If 

323  Ml 

.985 

50.7 

It 

314.130 

.627 

07.2 

St  15.1     323.714 

.028 

193.979 

8°51.0/ 

26.17 

20 

15.5 

313.972 

.026 

193.621 

9°  07.5' 

2&24 

M            223.548 

.973 

51.3 

21 

313.814 

.615 

07.7 

« 

323-3*1 

.967 

51.5 

22 

313.656 

.609 

08.0 

a 

323.214 

.961 

51.8 

23 

313.499 

.603 

083 

24 

323.048 

.956 

52.1 

24 

313.341 

.597 

08.6 

*l 

322-882 

.950 

52.4 

25 

313.184 

.591 

08.8 

24 

322.715 

•Vn 

526 

24 

313.027 

.585 

09.1 

« 

322-550 

.938 

52.9 

27 

312.870 

.579 

09.4 

» 

322-384 

.932 

53.2 

28 

312.713 

.572 

09.7 

2t 

322^18 

.926 

53.5 

2» 

312.557 

.566 

09.9 

44  152 

322.053 

.028 

193.920 

8°  53.7' 

26.18 

30 

15.6 

312.400 

.026 

193.560 

9°  10.2* 

26\25 

SI: 

321.887 

.914 

54.0 

31 

312.244 

.554 

103 

32 

321.722 

.908 

54.3 

32 

312.087 

.548 

103 

a 

321.557 

.902 

643 

33 

311.931 

.542 

11.0 

u 

321-392 

.897 

548 

34 

311.775 

.536 

11.3 

u 

321228 

.891 

55.1 

34 

311.619 

.530 

11.6 

U         .  331.063 

.885 

55.4 

. 

34 

311.464 

.524 

11.9 

37 

320.899 

.879 

55.6 

37 

311.308 

.518 

12.1 

m- 

320.734 

.873 

55.9 

38 

311.153 

.512 

12.4 

at 

320-570 

.867 

56.2 

3t 

310.997 

.505 

12.7 

4SUJZ 

320.406 

.027 

193.861 

8#563' 

26.19 

4t 

15.7 

310.842 

.Q26 

193.499 

9°  13.0' 

2&26 

41 

320243 

.855 

56.7 

41 

310.687 

.493 

13.2 

O 

320.079 

.849 

57.0 

42 

310.532 

.487 

133 

« 

319.916 

.843 

57.3 

43 

310.378 

.481 

133 

44 

319.752 

.837 

57.6 

44 

310.223 

.475 

14.1 

45 

319.589 

.831 

57.8 

45 

310.069 

<469 

14.4 

44 

319.426 

.825 

58.1 

46 

309.914 

.463 

14.6 

47 

319263 

.819 

58.4 

47 

309.760 

.456 

14.9 

48 

319.100 

.813 

58.7 

48 

309.606 

.450 

15.2 

4* 

318.938 

.807 

58.9 

4t 

309.452 

.444 

15.5 

44  153 

318.775 

.027 

193.801 

8°59.2/ 

26.20 

50 

15.8 

309.298 

.026 

193.438 

9*  15.7' 

26.27 

51 

318.613 

.795 

59.5 

51 

309.145 

.432 

16.0 

43 

318.451 

.789 

59.8 

52 

308.991 

.426 

163 

ft 

311289 

.783 

9*00.0' 

53 

308.838 

.420 

16.6 

44 

318.127 

.778 

003 

54 

308.685 

.413 

163 

55 

317.966 

.772 

00.6 

55 

308.532 

.407 

17J 

fit 

317.804 

.766 

00.9 

56 

308.379 

.401 

17.4 

17 

317.643 

.760 

01.1 

57 

308.226 

395 

17.7 

SB 

317.481 

.754 

01.4 

58 

308.073 

389 

17.9 

HB)i 

317320 

.748 

01.7 

5t 

307.921 

383 

18.2 

«^tt4    317159 

.027 

198.742 

9*  02.0' 

2621 

44 

15.8 

307.768 

.025 

193377 

9*  18.5' 

12629 
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Table  VII. — Externals,  Radii,  Arcs  for  Tangents  of  100  Ft,  Deflections 


33* 

37° 

Chord  for  50-foot  Arc  ■ 

-  49.95 

Chord  for  50-foot  Arc  = 

*  49.94 

M 

Ext 

Radius 

Diff 

Are 

Def  Arc 

Skew 

M 
0 

Ext 

Radius 

Diff 

Arc 

Def  Arc  iSkew 

Feet 
15.8 

Feet 

10" 
.025 

Feet 

100  Feet 

25  Ft 

Feet 
16.3 

Feet 

10" 
.024 

Feet 

100  Feet  25  Ft 

0 

307.768 

193.377 

9°  18.5' 

26.29 

298.869 

193.001 

9*35.1'  20.36 

1 

307.616 

.370 

18.8 

1 

298.724 

192.994 

35.4 

2 

307.464 

.364 

19.0 

2 

298.580 

OAR 

35.7 

3 

307.312 

i 

.358 

19.3 

3 

298.436 

.982 

36.0 

4 

307.160 

.352 

19.6 

4 

298.292 

.975 

36.2 

5 

307.009 

.346 

19.9 

5 

298.148 

.969 

36\5 

6 

306.857 

.339 

20.2 

0 

298.004 

.963 

36.8 

7 

m 

306.706 

.333 

20.4 

7 

297.860 

.956 

37.1 

8 

306.554 

.327 

20.7 

8 

297.717 

.950 

37.4 

• 

306.403 

.321 

21.0 

0 

297.573 

.943 

87.6 

10 

15.9 

306.252 

.025 

193.315 

9*  21.3' 

26.30 

10 

16.4 

297.430 

.024 

192.937 

9°  37.9' 

26^8 

11 

306.101 

.308 

21.5 

11 

297.287 

.931 

38.2 

IS 

305.950 

.302 

21.8 

12 

297.144 

.924 

38.5 

>v 

13 

305.800 

.296 

22.1 

13 

297.001 

.918 

38.7 

14 

305.649 

.290 

22.4 

14 

296.858 

.911 

39.0 

15 

305.499 

.284 

22.6 

15 

296.716 

.905 

39.3 

It 

305.349 

.277 

22.9 

10 

296.573 

.899 

39.0 

17 

305.199 

.271 

23.2 

17 

296.431 

.892 

39.9 

18 

305.049 

.265 

23.5 

18 

296.288 

.886 

40.1 

10 

304.899 

.259 

23.8 

10 

296.146 

.880 

40.4 

90 

16.0 

304.749 

.025 

193.253 

9°  24.0' 

26.31 

20 

16.4 

296.004 

.024 

192.873 

9*40.7' 

26^9 

21 

304.600 

.246 

24.3 

21 

295.862 

.867 

41.0 

22 

304.450 

.240 

24.6 

22 

295.721 

.860 

41.2 

23 

304.301 

.234 

24.9 

23 

295.579 

.854 

41.5 

24 

304.152 

.227 

25.1 

24 

295.437 

.847 

41.8 

25 

304.003 

.221 

25.4 

25 

295.296 

.841 

42.1 

20 

303.854 

.215 

25.7 

20 

295.155 

.835 

42.4 

27 

303.705 

.209 

26.0 

27 

295.013 

.828 

42.6 

28 

303.556 

.202 

26.2 

28 

294.872 

.822 

42.9 

20 

303.408 

.196 

26.5 

20 

294.731 

.815 

43.2 

30 

16.1 

303.260 

.025 

193.190 

9°  26.8' 

26.32 

30 

16.5 

294.591 

.023 

192.809 

9*43.5' 

2640 

31 

303.111 

.184 

27.1 

81 

294.450 

.802 

48.8 

32 

302.963 

.177 

27.4 

32 

294.309 

.796 

44.0 

33 

302.815 

.171 

27.6 

33 

294.169 

.789 

44.3 

84 

302.667 

.165 

27.9 

34 

294.028 

.783 

44.6 

36 

302.520 

.159 

28.2 

35 

293.888 

.777 

44.9 

30 

302.372 

.152 

28.5 

30 

293.748 

.770 

46.2 

37 

302.225 

.146 

28.7 

37 

293.608 

.764 

45.4 

38 

302.077 

.140 

29.0 

38 

293.468 

.757 

45.7 

30 

301.930 

.134 

29.3 

30 

293.329 

.751 

46.0 

40 

16.1 

301.783 

.025 

193.127 

9°  29.6' 

26.34 

40 

16.6 

293.189 

.023 

192.744 

9*46^' 

26.41 

41 

301.636 

.121 

29.8 

41 

293.049 

.738 

46J> 

42 

301.489 

.115 

30.1 

42 

292.910 

.731 

44L& 

43 

301.343 

.108 

30.4 

43 

292.771 

.725 

47.1 

44 

301.196 

.102 

30.7 

44 

292.632 

.718 

47.4 

45 

301.050 

.096 

31.0 

45 

292.493 

.712 

47.7 

40 

300.903 

.089 

31.2 

40 

292.354 

.705 

47.9 

47 

300.757 

.083 

31.5 

47 

292.215 

.699 

48.2 

48 

300.611 

.077 

3L8 

48 

292.076 

.692 

48.5 

40 

300.465 

.070 

32.1 

40 

291.938 

.686 

^48-8    1 

50 

16.2 

300.319 

.024 

193.064 

9*  32.4' 

26.35 

50 

16.7 

291.799 

.023 

192.679 

9*  49.1' 1  aim 

51 

300.174 

.058 

32.6 

51 

291.661 

.673 

49.3 

52 

300.028 

.051 

32.9 

52 

291.523 

.ODD 

49.6 

53 

299.883 

.045 

33.2 

53 

291.384 
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I 

241.026 

240.928 

.581 
.573 

53.2 

171 

246.888 

.027 

36.2 

2&97 

t 

.6*5 

53.7 

avj 

38.5     26.67 

3 

240.728 

357 

61.0 

248.682 

l004 

36.8   J26.0S 

240330 

349 
342 

54.3 

54.6 

n's 

10  IS. 5 

346.476 

.017 

180.997 

11"  374'  [26.08 

11 

18B334 

11*54.9' 

27.1 

.989 

37.7    26.98 

11 

240.333 

326 

55.2    27  J 

346.370 

.982 
.974 

38.0  126.08 

n 

13 

240.23.5 
240.136 

318 
310 

S53   J27J 

246.005 

sm 

38.4 

26.99 

14 

.603 

86-1     27J 

236.1139 

,495 

246.880 

.951 

39.1 

26.99 

1< 
17 

239.743 

.487 

S6.7  j*r7J 

MS'66S 

J36 

397 

26^99 

IS 

239.843 

471 

873  ',371 

245.553 

239.547 

.164 

57.6     27.1 

M  19.6 

245.451 

.017 

189.920 

11°  40.3' 

27.00 

21 

.016 

180.456 

1  1*  67.),-  :27.1 

n 

215.349 

27.00 

239.351 

5S.1   |27J 

M 

245.246 

-90S 

40.0 

27.00 

M 

239. 2!  3 

.440 

88.4    27. 

215. 114 

.897 

27.1X1 

21 

58.7 

37. 

24 

.890 

24 

22:1.058 

.424 

M 

244.941 

.882 

41.8 

27.  DO 

2S 

416 

593 

M 

23 

238.863 

.409 

W.B 

17 

244.737 

.867 

423 

27 

238.765 

.401 

M 

244 

28 

238.868 

12*002" 

2* 

344 

634 

.831 

42.0 

;7.oi 

*• 

365 

003 

M  19.7 

11*43.2" 

M 

'20.1 

338473 

.016 

180.377 

12*  DOS' 

11 

244 

.836 

43.3 

27.01 

11 

238.376 

369 

01.1 

M 

230 

a? 

338.279 

361 

01.4 

sa 

£44 

129 

.621 

44.1 

<i.m 

u 

238161 

364 

01.7 

ti. 

H 

34 

38.054 

02.0 

27. 

It 

928 

.805 

44.7 

27.02 

If 

237.688 

338 

OX3 

27. 

M 

24.1 

S2!i 

.798 

4S.0 

27.02 

3* 

237.891 

023 

27. 

87 

.790 

ux 

27.02 

17 

322 

OZS 

M 

243 

023 

.78! 

453 

38 

237,597 

03.1     ;27. 

n 

.774 

453 

27.0,1 

to 

237.600 

306 

034    27. 

40  19.7 

241 

422 

.017 

11"  46.1' 

27.03 

40 

30.2 

12*  03.7'  ,27. 

41 

241 

759 

4tM 

27  03 

41 

237.407 

JD1 

04.0    127. 

43 

i 

220 

37.311 

.283 

043    27. 

.714 

47.0 

27.03 

41 

237.214 

.275 

04.S    27. 

44 

019 

.736 

47.3 

27.03 

44 

ST}f 

.367 

Ol-S    27, 

4> 

242 

.728 

27,04 

45 

23  7.022 

359 

0S.2    27. 

4* 

242 

.720 

47.0 

27.01 

40 

238.025 

.251 

OS..6    27. 

47 

.713 

48.2 

J  7. 04 

47 

238.829 

05.8    27. 

48' 

.705 

48.5 

48 

335 

00.1  |27. 

40 

SIS 

ii.Oi 

40 

238.637 

064    27. 

iSO  19.8 

.017 

189.689 

11-40.1' 

27.04 

M 

236341 

.016 

180.210 

12*  08.7'  n. 

81 

SI 

238.445 

n 

.674 

49.8 

27.06 

it 

236.349 

.203 

6* 

242 

IIS 

M 

.195 

07.8    27! 

M> 

JH 

30.2 

n'sx, 

M 

236.156 

.188 

M 

24 

SI 

236,062 

.180 

08-1    \tt\ 

" 

24 

819 
720 

'635 

94X6 

27.05 

54 

235.067 
235371 

.1/3 
.161 

08.4    27. 
08.7    27. 

241.(20 

!627 

314  ,27.06 

38 

235.776 

.156 

00.0    Il7 

.621) 

235.681 

.116 

o*\a  27. 

11 

421 

017 

189.612 

ii*  mc 

27.06 

M 

20.3 

2M386 

189.110 

12*00.6- 

r  Axes  o*  lOO  Ft.  *nd  Sk«w  E 
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Table  VII.— Externals,  Radii,  Arcs  for  Tangents  of  100  Ft,  Deflection* 


48* 

— 

49° 

Chord  for  50-foot  Arc  = 

=  49.90 

Chord  for  50-foot  Arc  = 

<  49.89 

M  Ext 

Radius 

Diff 

Are 

Def  Arc 

Skew 

M 
0 

Ext 

Radius 

Diff 

Arc 

Def  ArclSkei 

m 

Feet 
21.3 

Feet 

10" 
.015 

Feet 

100  Feet 

25  Ft 

Feet 
21.7 

Feet 

10" 
.014 

Feet 

100  Feet 

25  F 

0 

224.604 

188.164 

12°  45.3' 

27.37 

219.430 

187.659 

13°  03.3' 

27.4 

1 

224.516 

.155 

45.6 

27.37 

1 

219.345 

.650 

03.6 

27.4 

2 

224.428 

.147 

45.9 

27.37 

2 

219.261 

.642 

03.9 

27.4 

8 

224.340 

.138 

46.2 

27.37 

3 

219.177 

.633 

04.2 

27.4 

4 

224.252 

.130 

4&5 

27.37 

4 

219.092 

.625 

04.5 

27.4 

ft 

224.165 

.122 

46.8 

27.37 

ft 

219.008 

.616 

04.8 

27.4 

6 

224.077 

.113 

47.1 

27.38 

0 

218.923 

.008 

05.1 

27.4 

7 

223.900 

.105 

47.4 

27.38 

7 

218.839 

.599 

05.5 

27.4 

8 

223.902 

.097 

47.7 

27.38 

8 

218.755 

.591 

05.8 

27.4 

• 

223.815 

.088 

48.0 

27.38 

0 

218.671 

.582 

06.1 

27.4 

10 

21.3 

223.727 

.015 

188.080 

12*  48.3' 

27.38 

10 

21.8 

218.587 

.014 

187.574 

13#  06,4' 

27.4 

11 

223.640 

.072 

48.6 

27.39 

11 

218.503 

.565 

06.7 

27.4 

12 

223.553 

.063 

48.9 

27.39 

13 

218.419 

.557 

07.0 

27i 

13 

223.466 

.055 

49.2 

27.39 

13 

218.335 

.548 

07.3 

274 

14 

223.378 

.047 

49.5 

27.39 

14 

218.251 

.640 

07.6 

274 

15 

223.291 

.038 

49.8 

27.39 

1ft 

218.167 

.531 

07.9 

274 

It 

223.204 

.030 

50.1 

27.39 

10 

218.084 

.523 

08.2 

274 

17 

223.117 

.022 

50.4 

27.40 

17 

218.000 

.514 

064 

274 

18 

223.030 

.013 

50.7 

27.40 

18 

217.916 

.505 

0&8 

274 

19 

222.944 

.005 

61.0 

27.40 

10 

217.833 

.497 

09.1 

274 

20 

21.4 

222.857 

.014 

187.997 

12s  61.3' 

27.40 

20 

21.9 

217.749 

.014 

187.488 

13°  09.4' 

274 

21 

222.770 

.988 

51.6 

27.40 

21 

217.666 

.480 

09.7 

274 

22 

222.683 

.980 

51.9 

27.41 

22 

217.582 

.471 

10.0 

27J 

28 

222.597 

.971 

52.2 

27.41 

23 

217.499 

.463 

10.3  |27J 

24 

222.510 

.963 

52.5 

27.41 

24 

217.416 

.454 

10.6  '274 

2ft 

222.424 

.955 

62.8 

27.41 

2ft 

217.332 

.445 

10.9 

274 

20 

222.337 

.946 

53.1 

27.41 

20 

217.249 

.437 

11.2 

274 

27 

222.251 

.938 

53.4 

27.41 

27 

217.166 

.428 

1L5 

274 

28 

222.164 

.929 

53.7 

27.42 

28 

217.083 

.420 

11.8 

274 

28 

222.078 

.921 

54.0 

27.42 

20 

217.000 

.411 

12.1 

274 

80 

21.5 

221.992 

.014 

187.912 

12s  54.3' 

27.42 

80 

21.9 

216.917 

.014 

187.402 

13#  12.4' 

274 

31 

221.906 

.904 

54.6 

27.42 

31 

216.834 

.394 

12.7 

274 

82 

221.819 

.896 

54.9 

27.42 

82 

216.751 

.385 

13.0 

27J 

88 

221.733 

.887 

55.2 

27.42 

83 

216.668 

.377 

13.3 

274 

84 

221.647 

.879 

55.5 

27.43 

84 

216.585 

.368 

13.6 

27J 

3ft 

221.561 

.870 

55.8 

27.43 

3ft 

216.503 

.360 

13.9 

27J 

30 

221.475 

.862 

66.1 

27.43 

SO 

216.420 

.351 

14-2 

27J 

37 

221.390 

.854 

66.4 

27.43 

87 

216.337 

.342 

14.5 

27J 

38 

221.304 

.845 

56.7 

27.43 

>88 

216.255 

.334 

14.8 

27J 

30 

221.218 

.837 

57.0 

27.44 

80 

216.172 

.325 

15.1 

27J 

40  21.6 

221.132 

.014 

187.8*28 

12°  57.3' 

27.44 

40 

22.0 

216.090 

.014 

187.317 

13*  15.4' 

27J 

41 

221.047 

.820 

57.6 

27.44 

41 

216.007 

.308 

15.7 

27J 

42 

220.961 

.811 

57.9 

27.44 

42 

215.925 

.299 

16.1 

27j 

48 

220.876 

.803 

58.2 

27.44 

48 

215.842 

.291 

16.4 

27J 

44 

220.790 

.795 

58.5 

27.44 

44 

215.760 

.282 

16.7 

27J 

45 

220.705 

.786 

58.8 

27.45 

45 

215.678 

.273 

17.0 

27J 

40 

220.619 

.778 

59.1 

27.45 

40 

215.596 

.265 

17.3 

27- 

47 

220.534 

.769 

59.4 

27.45 

47 

215.514 

.256 

17.6 

27- 

48 

220.449 

.761 

59.7 

27.45 

48 

215.432 

.247 

17.9 

27- 

40 

220.364 

.752 

13°  00.0' 

27.45 

40 

216.350 

.239 

18,2 

27- 

ftO 

21.6 

220.278 

.014 

187.744 

13°  00.3' 

27.46 

5* 

22.1 

215.268 

.014 

187.230 

13#  18.5' 

27* 

fil 

220.193 

.735 

00.6 

27.46 

ftl 

215.186 

.221 

18.8 

27. 

ft2 

220.108 

.727 

00.9 

27.46 

52 

215.104 

* 

.213 

19.1 

27. 

ftS 

220.023 

.718 

01.2 

27.46 

53 

215.022 

.204 

19.4 

27. 

84 

219.938 

.710 

01.5 

27.46 

54 

214.940 

.196 

19.7 

27. 

ftft 

219.854 

.701 

01.8 

27.46 

ftft 

214.859 

.187 

20.0 

27. 

ftft 

219.769 

.693 

02.1 

27.47 

56 

214.777 

.178 

20.3 

27. 

57 

219.684 

.684 

02.4 

27.47 

57 

214.695 

.170 

20.6 

27. 

58 

219.599 

.676 

02.7 

27.47 

58 

214.614 

.161 

20.9 

27. 

219.515 

.667 

03.0 

27.47 

50 

214.532 

.152 

21.2 

27. 

m 

219.430 

.014 

187.659 

13°  03.3' 

27.47 

00 

22.2 

214.451 

.014 

187.144 

13*  214' 

Ifc 

t  It  Curve  Tables 

in*  ol  100  Ft,  and  Skew  Dittancea  for  Width*  of  IS  Ft 


M* 

11* 

Cfcad  foe  SOJoot  Are  -  49.89 

C1i.it J  fur  50-foot  Arc  -  40.88 

Ea     Rkliiw     Difl 

An     j  Del  Art     St™ 

„  Eit  1  RiiiiiH  iDiff 
M|l'«*j     Pert    |  10" 

DrfArc  Bkn 

n* 

Feel 

10" 

Peat      100  F«i  !S  Ft 

Feet 

100  Feet  25  Fl 

,8J 

nt«i 

.014 

UT.1M  If  tUf  2738 

«1 

IB6.017 

13'  39.9'  27.70 

! 

at  jos 

.135          21.8    27.69 

-MB 

40.2  .27.711 

JI4.5SX 

.130  |        12. 1     2739 

3*9 

405  127.70 
403   27.70 

114-125 

!l09          22.7    27.69 

JN 

41.1    27.71 

211.014 

23.0  '27.89 

.573 

311  963 

.0(1 

23.4   ■27.60 

504 

4L7 

2771 

213  -.-J 

23.7   27.90 

.555 

IP) 

24J)    27.00 

549 

423 

27.71 

in.' 

.005 

24  J  '27.60 

537 

ai 

213.SM 

.014 

187.0W 
.043 

ir  24.0'  ;27.<to 

21.9   .'Jr. SI 

US 

180528 

13"  419' 

27/(2 

11  J.  177 

.039 

.510 

2772 

213380 

022 

255    27.11 
253  127.01 

501 
.493 

433 

2773 

511335 

.01.1 

20.1    27.01 
20.4   :  27.01 

.484 

.475 

445 

2773 
'773 

nun 

iauu 

20.7    17.01 

.400 

45.1 

27.73 

.087 

27.0    27.02 

.457 

312.6U 

.97S 

27.3    27.01 

ni 

IHM 

13-27.fi-   L!7.«2 

HI 

fSfi!«0 

13°  40<T 

21i?5J 

.9*1 
.902 

27.0    27.02 
3X1    27.(3 

277! 

ax»i 

28  5    27.03 

111511 

.934 

283    27.03 

111431 

.Mi 
J 17 

295    27 !« 

'.m 

479 

2775 

112.271) 

29.8    27.04 
30.1     27.04 

376 

485 

2775 

MO 

30.4    27.04 

'at 

ZIKO0  All 

180382 

13°  30.7'  27.04 

13°  49.1' 

2770 

ni.Mo, 

373 

31.0    27.61 

1341 

49.4 

i779 

11 1371 

332 

49.7 

2:-76 

i       a  i.7'*i  ■ 

3S5 

31.fi   27. as 

.323 

■      i  a  1.7  ii 

314 

StL3 

2776 

;      I  tn.ni 

333 

32.2    27  .OS 

305 

50  0 

;777 

.290 

50.9 

27.77 

320 

325    27.0S 

'            !    211-392 

sat 

513 

2777 

'        nun 

303 

33.4  2T.aa 

Hi    111.233 

13'  13.7    27.60 

l  sola  no 

13"  52^2' 

.785 

34.0   27.00 

'"■■"' 

sv'vs 

343    27.00 

.242 

27.78 

1           HUM 

.757 

34.7  ,27.07 

1           210.011 

758 

35.0  j  27.07 

Mi 

;      210.137 

.750 

IS  J  '27.07 

637 

2779 

|          2I07JS 

.741 

35.0   27.07 

'.2W 

.732 

15.9    27.07 

110.  KB 

.721 

30.2    27.09 

210321 

.714 

MJ   127.08 

no.«i  JM3 

189706 

W  303'  27.  OS 

113 

nun 

17.1    27.08 

.101 

.088 

37.4  ;27.68 

37.7  ;i7.oa 

370 

18.0   27.  H 

*kx(M7  ; 

.Ml 

IS  J  137.09 

725 

273 1 

30BJt* 

.052 

38.0    27.09 

27.H1 

1          **>**> 

18.9  '27.09 

'        mjui , 

.035 

30.2    27.09 

mib; 

JM 

30.0    27.70 

talo 

l*"   MH'JIU  lM,UT<ll*HMr  17.70 

.J13    180.080   13"  K 
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Table  VII. — Externals,  Radii,  Arcs  for  Tangents  of  100  Ft,  Deflection! 


52° 


M 


• 

1 

2 

3 

4 

5 

• 

7 

8 

• 

10 

11 

12 

19 

14 

15 

ie 

17 

18 

It 

20 

21 

22 

23 

24 

25 

20 

27 

28 

20 

30 

31 

32 

33 

31 

35 

36 

37 

38 

30 

40 

41 

42 

43 

44, 

45 

46 

47 1 

48 1 

40. 

50! 

51  i 

53 

53' 

54! 

55i 

50 

57! 

58 

50 


Chord  for  50-foot  Arc  = 

Ext  ;  Radius    Diff      Arc    I 

Feet 

Feet 

10" 
.013 

Feet    | 

23.1 

205.030 

186.080 

204.055 

.071 

204.879 

.062 

204.804 

.052 

204.728 

.043 

204.653 

.034 

204.577 

.025 

204.502 

.016 

204.426 

.007 

204.351 

185.998 

23.2 

204.276 

.013 

185.989 

204.201 

.980 

204.125 

.971 

204.050 

.962 

203.975 

.953 

203.900 

.943 

203.825 

.934 

203.750 

.925 

203.675 

.916 

203.600 

.907 

23.2 

203.526 

.012 

185.898 

203.451 

.889 

203.376 

.880 

203.301 

.871 

203.227 

.861 

203.152 

.852 

203.078 

.843 

203.003 

.834 

202.929 

.825 

202.854 

.816 

23.3 

202.780 

.012 

185.807 

202.706 

.798 

202.631 

.788 

202.557 

.779 

202.483 

.770 

202.409 

.761 

202.335 

.752 

202.261 

.743 

202.187 

.734 

202.113 

.724 

23.4 

202.039 

.012 

185.715 

201.965 

.706 

201.891 

.697 

201.817 

.688 

201.743 

.678 

201.670 

.669 

201.596 

.660 

201.522 

.651 

201.449 

.642 

201.375 

.632 

23.5 

201.302 

.012 

185.623 

201.228 

.614 

201.155 

.605 

201.081 

.596 

201.008 

.586 

200.935 

.577 

200.862 

.568 

200.788 

.559 

200.715 

.550 

200.642 

.540 

23.5 

200.569 

.012 

185.531 

49.88 

Def  Arc  ,  Skew 
100  Feet  ,25  Ft 


53° 

Ch>r«l  for  50-foot  Arc  =  49.87 


13* 


14* 


14c 


14* 


14c 


14° 


14* 


14* 


58.4' 

58.7 

59.0 

59.3 

59.6 

59.9 

OO^ 

00.5 

00.8 

01.1 

01.4' 

01.8 

02.1 

02.4 

02.7 

03.0 

03.3 

03.6 

03.9 

04.2 

04.5' 

04.9 

05.2 

05.5 

05.8 

06.1 

06.4 

06.7 

07.0 

07.3 

07.7' 

08.0 

08.3 

08.6 

08.9 

09.2 

09.5 

09.8 

10.1 

10.5 

10.8' 

11.1 

11.4 

11.7 

12.0 

12.3 

12.6 

12.9 

13.3 

13.6 

13.9' 

14.2 

14.6 

14.8 

16.1 

15.4 

15.8 

16.1 

16.4 

16.7 

17.0' 


27.82 
27.82 
27.82 
27.82 
27.82 
27.82 
27.83 
27.83 
27.83 
27.83 
27.83 
27.84 
27.84 
27.84 
27.84 
27.84 
27.85 
27.85 
27.85 
27.85 
27.85 
27.86 
27.86 
27.86 
27.86 
27.86 
27.87 
27.87 
27.87 
27.87 
27.87 
27.88 
27.88 
27.88 
27.88 
27.88 
27.89 
27.89 
27.89 
27.89 
27.89 
27.90 
27.90 
27.90 
27.90 
27.90 
27.91 
27.91 
27.91 
27.91 
27.91 
27.92 
27.92 
27.92 
27.92 
27.92 
27.93 
27.93 
|27.93 
27.93 
27.94 


M 


• 
1 
2 
3 

4 
5 
0 
7 
8 
0 
10 

11 

12 
13 
14 
15 
10 
17 
18 
10 
20 
21 
22 
23 
24 
25 
20 
27 
28 
20 
30 
31 
32 
33 
34 
35 
30 
37 
38 
30 
40 
41 
42 
43 
44 
45 
46 
47 
48 
40 
50 
51 
52 
53 
54 
55 
56 
57 
58 
50 
60 


Ext 
|  Feet 

I 
123.5 


23.6 


23.7 


23.8 


23.9 


23.9 


24.0 


Radius 
Feet 

200.569 
200.496 
200.423 
200.350 
200.277 
200.204 
200.131 
200.059 
199.986 
199.913 
199.841 
199.768 
199.695 
199.623 
199.550 
199.478 
199.406 
199.333 
199.261 
199.189 
199.116 
199.044 
198.972 
198.900 
198.828 
198.756 
198.684 
198.612 
198.540 
198.468 
198.396 
198.325 
198.253 
198.181 
198.110 
198.038 
197.966 
197.895 
197.823 
197.752 
197.681 
197.609 
197.538 
197.467 
197.395 
197.324 
197.253 
197.182 
197.111 
197.040 
196.969 
196.898 
196.827 
196.756 
196.685 
196.614 
196.544 
196.473 
196.402 
196.332 
196.261 


I  Diff 

i  io" ! 


Arc 
Feet 


.012 


.012 


.012  1185.531 
.522 
.513 
.503 
.494 
.485 
.476 
.466 
.457 
.448 

185.439 
.429 
.420 
.411 
.401 
.392 
.383 
.374 
.364 
.355 

185.346 
.337 
.327 
.318 
.309 
.299 
.290 
.281 
.271 
.262 

185.253 
.243 
.234 
.225 
.215 
.206 
.197 
.187 
.178 
.169 

185.159 
.150 
.141 
.131 
.122 
.112 
.103 
.094 
.084 
.075 

185.066 
.056 
.047 
.037 
.028 
.019 
.009 
.000 

184.990 
.981 

184.972 


.012 


.012 


.012 


.012 


Def  Arc 

Skei 

100  Feet  25  F 

14*  17.0' 

27.9 

17.3 

27.9 

17.6 

27.9 

17.9 

27.9 

18.2 

27.9 

18.6 

27.9 

18.9 

27.9 

19.2 

27.9 

19.5 

2U 

19.8 

27J 

14°  20.  r 

27.9 

20.4 

27.9 

20.7 

27.9 

21.1 

27.9 

21.4 

27.9 

21.7 

27.8 

22.0 

27.9 

22.3 

27.1 

22.6 

27.9 

22.9 

27.1 

14°  23.3' 

274 

23.6 

274 

23.9 

27.1 

24.2 

27.1 

24.5 

27.1 

24.8 

27.1 

25.1 

27.1 

25.4 

27.1 

254} 

27.1 

26.1 

274 

14e  26.4' 

284 

26.7 

284 

27.0 

28.4 

27.3 

284 

27.6 

284 

28.0 

284 

28.3 

284 

28.6 

284 

28.9 

284 

'     29.2 

14#  29.5' 

284 

29.8 

284 

30.1 

284 

305 

284 

30.8 

28.< 

31.1 

284 

31.4 

|28.f 

31.7 

|28.< 

32.0 

1 28.1 

32.3 

12K( 

14°  32.7' 

28  .1 

33.0 

(28,1 

33.3 

28.1 

33.6 

28.1 

33.9 

28.1 

34.2 

28.1 

34.6 

128.4 

34.9 

|28J 

35.2 

128.1 

35.5 

|284 

14°  35.8* 

!2*J 

n  16  Curve  Tables 

r  Arcs  of  100  Ft,  and  Skew  Distances  for  Widths  of  26  Ft 


263 


34" 


Chard  for  50-foot  Arc  -  49.86 


.Ed    Radios 
lF«t    Feet 


DUB 
10" 


Are 
Feet 


2101 


34.1 


*2 


1U 


wui 


►*4 


JU 


196.281 
196.191 
196.120 
196.050 
195.979 
195.909 
195.838 
195.768 
195.698 
195.628 
1K457 
195.487 
195.417 
195.347 
195.277 
195.207 
195.137 
195.087 
194.997 
191928 
191854 
194.788 
194.718 
194.649 
194.579 
191509 
191440 
194.370 
194.301 
191231 
194.162 
191093 
191023 
193.954 
193485 
193-816 
193.746 
193.677 
193.608 
193439 
193.470 
193.401 
19X332 
193463 
193.165 
193.126 
192467 
1919*8 
191920 
192.851 
191782 
191714 
191M5 
192-577 
19150% 
192.440 
191371 
191303 
191235 
191166 
19X098 


.012 


1 4)12 


.012 


.012 


j012 


011 


-.011 


184.072 
.962 
.963 
.943 
.934 
.924 
.915 
.906 
.896 
.887 

184.877 
.868 
.858 
.849 
.839 
.830 
.820 
.811 
.802 
.792 

181783 
.773 
.764 
.754 
.745 
.735 
.726 
.716 
.707 
.697 

184.688 
.678 
.669 
.659 
.650 
.640 
.631 
.621 
.612 
.602 

181592 
.583 
.573 
.564 
.554 
.545 
.535 
.525 
.516 
.508 

184-497 
487 
.478 
468 
458 
.449 
.439 
.430 
420 
411 

194401 


Def  Arc  I  Skew 
100  Feet  25  Ft 


14#  85.8' 
36.1 
364 
364 
37.1 
374 
37.7 
38.0 
38.3 
38.6 

14*  39.0' 
39.3 
39.6 
39.9 
40.2 
404 
40.9 
41.2 
41.5 
41.8 

14°  42.1' 
42.4 
417 
43.1 
43.4 
43.7 
44.0 
443 
44.6 
45.0 

14a  453' 
45.6 
45.9 
46.2 
464 
46.9 
47.2 
474 
474 
48.1 

14*484' 
484 
49.1 
494 
49.7 
50.0 
50.3 
50.7 
51.0 
51.3 

14*  51.6' 
51.9 
512 
516 
52.9 
53.2 
634 
53.8 
54.2 
544 

14°  544' 


28.06 
28.06 
28.06 
28.06 
28.07 
28.07 
2847 
28.07 
28.07 
28.08 
28.08 
28.08 
28.08 
28.09 
28.09 
28.09 
28.09 
28.09 
28.10 
28.10 
28.10 
2810 
28.10 
28.11 
28.11 
28.11 
28.11 
28.11 
28.12 
28.12 
28.12 
28.12 
28.13 
28.13 
28.13 
28.13 
28.13 
28.14 
28.14 
28.14 
28.14 
28.14 
28.16 
28.15 
28.15 
28.15 
28.15 
28.16 
28.16 
28.16 
28.16 
28.17 
28.17 
28.17 
28.17 
28.17 
28.18 
28.18 
28.18 
28.18 
28.18 


Chord  for  50-foot  Arc  -  4946 


M 


0 
1 
2 
3 

4 
6 
6 
7 
8 
• 
10 
11 
12 
13 
14 
IS 
It 
17 
18 
It 
20 
21 
22 
23 
24 
23 
26 
27 
28 
23 
33 
31 
32 
33 
34 


37 
38 
39 
40 
41 
43 
43 
44 
43 
43 
47 
48 
43 
60 
51 
32 
33 
34 
33 
33 
57 
38 
53 
60 


Ext 
Feet 

244 


24.5 


24.6 


24.7 


244 


24.9 


24.9 


Radios 
Feet 

192.098 
191030 
191.962 
191.894 
191426 
191.758 
191.690 
191.622 
191.554 
191.486 
191.418 
191.350 
191.282 
191.215 
191.147 
191.079 
191.012 
190.944 
190476 
190.809 
190.741 
190.674 
190.607 
190439 
190472 
190.405 
190437 
190.270 
190.203 
190.136 
190.069 
190.002 
189.935 
189.868 
189401 
189.734 
189.667 
189.600 
189.533 
189466 
189.400 
189.333 
189.266 
189.200 
189.133 
189.067 
189.000 
188.934 
188.867 
188.801 
188.734 
188.668 
188.602 
188.535 
188.469 
188403 
188.337 
188.271 
188.205 
188.139 
188.073 


Diff 

Are 

10" 

Feet 

Ml 

184.401 

.391 

482 

472 

462 

453 

443 

434 

424 

.314 

.011 

184405 

.295 

.285 

.276 

.266 

.256 

.247 

.237 

.228 

.218 

.011 

184.208 

.199 

.189 

.179 

.170 

.160 

.150 

.140 

.131 

.121 

4)11 

184.111 

.102 

.092 

.082 

.073 

.063 

.053 

.043 

.034 

.024 

.011 

184.014 

.005 

183.995 

.985 

.975 

.966 

.956 

.946 

.936 

.927 

.011 

183.917 

.907 

.897 

488 

478 

468 

458 

448 

.839 

429 

.011 

183419 

Def  Arc 
100  Feet 


16° 


Skew 
26  Ft 

28.18 
28.19 
28.19 
28.19 
26.19 
28.20 
28.20 
28.20 
28.20 
2840 
28.21 
2841 
28.21 
28.21 
28.21 
28.22 
28.22 
28.22 
28.22 
28.23 
28.23 
28.23 
28.23 
28.23 
28.24 
28.24 
28.24 
28.24 
28.24 
28.25 
28.25 
28.25 
2845 
28.26 
28.26 
28.26 
28.26 
28.26 
28.27 
28.27 
28.27 
28.27 
28.27 
28.28 
28.28 
2848 
2848 
28.20 
28.29 
2849 
28.29 
28.29 
28.30 
28.30 
28.30 
28.30 
28.31 
28.31 
2841 
28.81 


Surreys  and  Office  Practice  Sect.  6 

Table  VTT. — Externals,  Radii,  Arcs  for  Tangents  of  100  Ft,  DellectJona 


Chord  toe  SO  loot  Are  -  40.85 

Chord  hw  604go4  Are  -  49.85 

fl 

Arc 

DefArc 

Stew 

u 

Ert 

Ridiun 

Difl 

Am 

DeTAn 

8k™ 

r 

Fort. 

100  F«t 

25  Ft 

Feet 

Feet 

10" 

Fset 

100  Feet  26  Ft 

ti 

lM.fi  1) 

16'  13.IC 

3&31 

25.4 

184.177 

.011 

183.226 

15*33-3* 

28.45 

.sw 

IU 

28.32 

184.113 

.216 

83.4 

28.4B. 

.800 

14.4 

28.32 

.206 

33.9 

28.48, 

.790 

14J 

183.986 

.196 

34.2    28.4S 

780 

28.32 

1.9.1.92-2 

.184 

34  S    28.48 

770 

155 

28.33 

.176 

34.9  ( 28.44* 

760 

1U 

28.33 

183.794 

.166 

35.2    28.4C 

740 

16.2 

28.33 

.156 

355    28.48 

" 

1(5 

28.33 

183.667 

35.S    28.47 

ni 

IU 

28.33 

183.604 

.136 

J6J2    28.4V 

15°  i7.y 

28.34 

.011 

183.126 

15*3*4' 

28-47 

'■ 

174 

28.34 

183476 

.116 

3*8 

28.47 

174 

18.34 

.106 

28-47 

692 

183.350 

.096 

574 

28.48 

682 

18.4 

;b':.n 

183.236 

.080 

J7-8 

28.48 

672 

IU 

28.35 

183.223 

.076 

88.1 

38.48 

562 

19.1 

29.36 
28.35 

183.159 
183.096 

.066 
.068 

884 

38.48 
28.4(1 

(42 

19.7 

29.35 

183.033 

.046 

89.1 

28.4a 

633 

28.36 

182.969 

.036 

3S.4B 

11 

1 83 .823 

15*  304' 

28.34 

2!  .6 

182.906 

.011 

183.026 

15*894' 

*8-4t> 

.013 

20.7 

!8.38 

.018 

40.1 

2* 

.603 

21.0 

2-9.34 

M 

182.780 

.006 

404 

as 

593 

21-3 

29.34 

XI 

uu'i: 

40.7 

28 

.583 

■S4 

182.654 

.986 

41.1 

28 

573 

22.0 

2-9.37 

U 

IA44I 

.976 

414 

28 

.864 

'8.3/ 

M 

182.528 

.966 

38 

564 

22.6 

28.37 

37 

.966 

4Z0 

28 

544 

22.1 

18 

182.402 

.946 

28 

534 

IU 

28.38 

«• 

182.  :«9 

.935 

42.7 

38 

11 

183.524 

15*  23.5' 

2(U8 

»0 

is'B.v 

at 

514 

2.9.38 

SI 

182.213 

.916 

43-3 

28 

504 

24.2 

38.38 

w 

2MB 

43.7 

33! 

28.39 

n 

182.0*7 

.895 

44  JJ 

28-53 

•ta-aa 

484 

24.1 

A  39 

14 

182.025 

.885 

444 

U 

181.962 

.876 

44.6 

2T  = 

.465 

255 

28.39 

w 

1815*9 

.865 

45J} 

21 

.455 

37 

181.837 

.855 

453 

21 

29.2 

2940 

IS 

181.774 

.     445 

45.6 

* 

.435 

265 

!H40 

M 

181.711 

435 

4U 

2: 

ii 

1S3  425 

15'  254' 

29.(0 

40 

25.7 

181.649 

0!0 

182425 

15*  464' 

3! 

415 

27.1 

2S.40 

41 

181.586 

415 

4*6 

2 

.405 

275 

i'i 

181.524 

.804 

*U 

JM 

275 

28.41 

43 

191.461 

.794 

3 

44 

181.399 

.784 

47.6 

.375 

284 

1.9.41 

181.337 

.774 

.366 

28.7 

441 

181.2-/4 

.744 

48.1 

.356 

29.1 

2.9.42 

47 

181.212 

48-5 

.346 

294 

48 

181.1511 

.744 

48.9 

.336 

29.7 

29.4;' 

4> 

181.087 

.734 

49.2 

183.326 

15*  30.0" 

1* 

181.1)25 

010 

182.723 

15*  494' 

■310 

29.43 

fl 

160.963 

.713 

494 

406 

30.7 

29.43 

52 

180.901 

.703 

50J 

.296 

29.43 

» 

180.839 

.693 

60-5 

JM 

31.3    28.43 

508 

31.7    28.44 

H 

.673 

6L3 

.296 

32.0  :  28.44 

54 

180.653 

514 

.256 

324   128.44 

57 

180591 

.662 

518 

.246 

32.6  128.44 

58 

180529 

.642 

52-1 

'   184.241  : 

.236 

32.9   28.45 

5> 

180467 

IU       ! 

84.177 I.Otl 

183.226 

IS' 33.3'  28.45      M 

25.9 

180.405 

.010 

182.631 

16*618' 

1: 

Art.  If  Curve  Tables 

J* in*  <rf  IM  Ft,  and  Skew  Distances  for  Width*  of  U  Ft 


CWfc  (Moot  Are 

UM 

Chard  f«  SWoot  Are  - 

4933 

"8S 

bfc- 

JiU 

An 

DrfArelekew 

M 
• 

Bit 

Itidiu. 

Did 

Are 

De/Are 

Stew 

FM 

0" 

FM 

100  Feet  13  Ft 

Feet 

FM 

10" 

Feet 

100  Feel 

23  Fl 

t'M 

lbo.** 

010 

auto 

15' 513'   2S-R8 

28J 

176740 

010 

183.007 

16*115' 

28.71 

*n 

63.1     2839 

131.094 

33.4  :  38.59 

J 

176630 

.986 

13.2 

18.73 

sn 

63.8    23.38 

a 

176.'.  70 

.076 

13J 

23.73 

1'O.IM 

Ml 

34.1 

2339 

i 

13J 

23.73 

ISO  OH 

23.60 

* 

176.450 

963 

28 

rt 

man 

Ml 

34.7 

s 

176.SM) 

944 

I4Ji 

23 

71 

1)9  973 

Ml 

33.1 

26.60 

834 

23 

71 

Ml 

63.1 

23. 50 

( 

176.271 

924 

15.1 

I7S.S19 

MO 

65.7 

75 

»*U 

oio 

82.320 

IS"  M.1' 

23^61 

i« 

26.4 

178  151 

010 

181 

903 

16°  15.8' 

Si 

75 

i:s.;as 

J 10 

56.4 

.882 

,'5 

IMC 

.300 

33.7 

2HJSI 

ii 

178.032 

.882 

165 

28.73 

9 

m.ws 

.490 

B7J) 

17.',  .07  2 

its 

ib 

1 

171341 

37.! 

2332 

175.913 

Ml 

17.1 

?& 

76 

UMM 

Ate 

57.7 

28.62 

175.3.13 

Ml 

17.1 

78 

in.4» 

Mi 

33.0 

23.62 

i« 

175.795 

.841 

17.8 

18 

75 

M 

179-V7 

IM 

u 

175  73* 

.830 

IS.  1 

',3.70 

.i& 

58.7 

J>i'63 

18 

-320 

23.77 

179.335 

.423 

50.0 

«.63 

13 

175615 

.309 

18.8 

23.77 

179171 

010 

194411* 

16"  59.3' 

23.63 

H 

263 

•  ■•:•■ 

010 

131.708 

lfl*  19.1' 

23.77 

Si 

1 79.112 

.406 

SB.  7 

21 

175.407 

789 

19.4 

:3.77 

3 

i'.ei 

J98 

28^63 

175.437 

18.8 

38.78 

s 

iTi.m 

J87 

23.61 

a 

17  5.3  73 

,'63 

10.1 

i 

17V-.5. 

.377 

on.it 

M 

175.3  19 

757 

-  • 

28.78 

& 

H 

r 

a 
S 
I 

j 

m 
m. 

»*2 

I! 
8 

u 

« 

• 
• 

r 

* 

1 

Ml 

01.0 

js!«4 

H 

i:s  -.» 

747 

>8.78 

ir%«7 

.317 

SO 

175.200 

736 

11.1 

28.79 

175.741 

346 

01.6 

2*  65 

175.111 

2-8.79 

lft.  f»5 

334 

>Ji.85 

20 

lV3.(Mi2 

715 

213 

326 

013 

Ii!i 

:» 

175.023 

705 

23//0 

imssi 

1813  ia 

18*02.6' 

!3.65 

30 

26.6 

174.06+ 

010 

181 

695 

16*  12.4' 

13.30 

178302 

305 

02.0 

28.66 

174.90s 

684 

22.7 

23.1X1 

178.441 

JW 

CBJ 

23.66 

IS 

174.816 

(.71 

13.1 

18.30 

.285 

03.6 

28.66 

14 

633 

23.4 

23. 1X1 

.275 

28.se 

M 

174723 

23.7 

:s.R0 

IXJ» 

Jtt 

04.3 

23.67 

171.669 

642 

24.1 

23.81 

178.198 

.234 

tu 

23.67 

14 

171.610 

J8.81 

lft.  u; 

.241 

04.9 

28.67 

M 

174.551 

621 

24.7 

ift.ii?; 

234 

05.2 

!h.l>7 

H 

171.192 

H 

.'  ■■-■!« 

m 

063 

''".'.' 

601 

15.4 

82 

inm 

010 

182.113 

is*  our 

28^63 

44 

010 

181.500 

16"  23.7' 

«i 

177-8K 

J03 

04.2 

17  Villi 

..130 

28.1 

S2 

.IK 

06.6  '23.68 

42 

171.257 

380 

26.4 

;* 

81 

!  77. 774 

IS) 

06.9    23.63 

43 

174.108 

.559 

26-7 

83 

177.ru 

53.69 

171  HO 

348 

131 

073 

28.69 

U 

171.031 

AW 

27.4 

28 

S3 

injM 

■3.69 

u 

171.022 

.527 

27.7 

177.332 

141 

06.2 

M.69 

47 

173.061 

£  17 

•h 

34 

131 

08JS 

23.70 

48 

I73.W5 

.506 

XA 

X 

1)7.!  11 

1)0 

08.9 

•8.70 

40 

173. -47 

23.7 

23 

177331 

Oil 

16*09.2' 

2-3.70 

3* 

23.7 

173.788 

18H85 

IS*  29.0' 

SI 

I77J90 

.100 

093 

•3.70 

ft! 

173.730 

20.4 

•■ 

S3 

.088 

09.0 

53 

173  Ml 

!4M 

19.7 

S5 

m.iro 

.078 

10.2 

•871 

33 

173.613 

.453 

23 

.060 

103 

M 

173.5,-,.', 

.443 

MM 

s 

033 

2371 

SI 

30.7 

> 

S 

Mi 

M 

173.138 

.422 

IN 

■ 

1TUM 

JM8 

113 

»L7S 

3) 

173.330 

411 

31.4 

23.  S6 

& 

.027 

ILI 

23.72 

« 

173.321 

.401 

31-7 

Bm 

171803 

jh; 

M 

173.263 

174.740   BIO 

1U007 

16"  113' 

18,73  'M 

26.8 

.oio 

131380 

IB*  3M' 

28 
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Table  VIL— External*,  Radii,  Arcs  for  Tangents  of  100  Ft,  Deflections 


w 

01' 

Chord  for  50-fool  An 

19.83 

:hurd  for  50-foot  An  -  4931 

M 

tjt    Rxiiui 

Bit!      An 

M.Ui     Si™ 

„ 

Radiui    Diff 

An 

Mil 

F«t 

Feet 

10"  |    Feet     100  F«t 

a  F| 

Feet     1  10" 

Fnt 

100  Ft 

248 

173.205 

010 

181380 

16*32-4' 

149749 

009 

180.712 

1B*S2J 

i:3.u; 

JW 

37.7  ,2837 

160.710 

173.039 

JH 

33.1    28.87 

109.653 

.720 

53.: 

173.0.11 

348 

33.4 

28.87 

1119.597 

.710 

53.1 

JH 

33.7 

28.68 

I  H9.541 

.609 

53.1 

327 

34.1 

.688 

54.: 

172.857 

28.88 

199.428 

.677 

172.7M 

306 

34.7 

!8.8h 

189.372 

.498 

44.1 

17S.H1 

.2*6 

.644 

55.: 

I72.6S3 

.285 

33.4 

28.89 

169.259 

26.9 

172.624 

010 

! SI. 271 

is*  3i.r 

28.89 

not 

180.434 

16'  54.' 

172.567 

^253 

Ml 

23.  S9 
28.90 

160.147 

169.091 

913 

St.: 

HJ 

172451 

!232 

37.1 

2s!9i> 

169.034 
168.979 

.602 

57. 

r/2 'we 

711 

377 

■A  91 

1B8.U22 
168.866 

380 

J7J 

va.'m 

!2oo 

38.1 

168.610 

359 

68. 

172.163 

r. 

-'8.01 

168.744 

318 

58. 

173.105 

179 

168.699 

337 

68: 

27.0 

172.047 
I71.W0 

010 

181 

158 

16-30.1' 

2*92 

•* 

168.643 

009 

316 

16-69. 
30. 

w 

171.933 

tin 

1CAMI 

30S 

59. 

u 

171.875 

137 

40.1 

25.92 

.191 

17-00. 

7.4 

171.817 

126 

40.1 

168.419 

.483 

M 

171.760 

28.93 

168363 

00. 

M 

171.702 

105 

41.1 

168.308 

.462 

01. 

11 

171.646 

41.4    38.03 

168.252 

.451 

M 

171.588 

m 

41.7     28.94 

.440 

01. 

M 

171.530 

42.1   128.94 

168.141 

.429 

02. 

M 

17.0 

ii  r 

m 

J 

009 

180.418 

17*02. 

.11 

in' 

152 

42Jt   28.94 

168.029 

.408 

03. 

K 

171.348 

43.1 

28.95 

397 

03. 

n 

171.301 

ISO 

43.4 

28.95 

167.918 

386 

03. 

u 

171.244 

020 

43.8 

2«.95 

37S 

04. 

u 

Ml 

28.  "5 

167.807 

364 

04. 

M 

17112* 

180 

28.96 

167.752 

353 

04. 

J) 

171.072 

M8 

443 

28.96 

if./.esw 

343 

04. 

IS 

171.0  IS 

43.1 

332 

05. 

St 

906 

43.4 

28.96 

167.585 

.321 

05. 

i« 

170!0OI 

010 

180 

956 

16*  15.8' 

'8.97 

009 

180.310 

17-08. 

41 

170.841 

945 

46.1 

167.475 

.299 

06. 

43 

170.787 

J31 

!K.97 

00. 

43 

170.730 

924 

463 

28.97 

167361 

.277 

07. 

44 

113 

47.1 

28.98 

167.309 

.267 

07. 

41 

170316 

902 

47.3 

.244 

07. 

44 

170360 

47.8    28.98 

107.108 

.245 

on. 

*) 

170.503 

48.1    28.98 

48 

170.116 

gia 

48.5    28.99 

.223 

OS, 

it 

170.389 

380,       48.8   28.99 

M 

27.2 

170.332 

ax 

180.819  16'  40.1'  28.99 

166.978 

000 

180.201 

17*  on! 

U 

170.27(i 

4138         19-5    28.99 

ss 

170.216 

166.867 

.1791       10.1  |MiM| 

SI 

170.162 

;«i7 

50.1    29.00 

.149         10.4  'atfl 

54 

170.106 

503  ,29.00 

166.757 

.118 

U 

795 

50.8   29.00 

11.1 

M 

1W1992 

.;so 

11, 1   129.00 

106.647 

.138 

11.4 

«.« 

SI 

160.936 

771 

166.592 

.125 

11.8 

169.879 

31 .8   129.01 

166.538 

12.1 

M 

.713 

52.2    29.01 

166.18:! 

.103 

123 

M 

273 

169766 

ooe 

180.742   W  52.5'  29.01 

-009 

180.092 

\r  12.8' 

Art.  16  Curve  Tables 

1*  Arc*  of  100  Ft,  and  Skew  Distance!  for  Widths  of  IS  Ft 


«r 

«r 

Ckfd  far  SWoot  Am  -  49.81 

Cliord  lor  50-foot  An  -  49.80 

If  Fit  i  RftdkH 
"  Feet:    F«t 

Dio 

Aiu 

IWArs 

Skew 

rt 

RHfJM 

DifT 

a™ 

MAr 

Skew 

10" 

Fort 

100  F«H 

29  Ft 

■ 

FM 

10" 

Feet 

100  Pert 

25  Ft 

•ff.7     IM.4W.UW 

180.OB2 

17*128' 

29.17 

4 

163  18S 

.009 

179.431 

17*3&3' 

29.32 

1.           164373 

Ml 

13.1 

ltS,  112 

.420 

211.32 

13.5 

ai.17 

.409 

H.0 

1           169.2M 

.060 

29.17 

193.025 

34.4 

2'.U3 

j          169.OT9 

.049 

14.2 

29.18 

1 62.072 

387 

29.3.3 

.038 

14.5 

.379 

.027 

162.  K89 

365 

3s!« 

>.9.M 

'            166.045 

JIB 

15.2 

29.18 

35.7 

s        195.990 

.005 

15.5 

29.19 

192.760 

36.1 

2934 

»       .  MMU 

179.994 

11.9 

29.19 

.331 

W.T8    lli^l 

DOS 

179.983   17"  IB.!' 

29.19 

3 

192.954 

009 

179. 320 

17*36J*' 

}'/il5 

1              1 55.  -20 

.972  i       16.8 

29.19 

192.801 

.309 

37.1 

*            185.772 
S            165.717 

.Ml  1       ICO 

29.20 

37.5 

2IK15 

.960 .       17.2 

29.20 

162499 

3B 

37.8 

1            185.053 
*            1V.MS 

.039 1       17.9 

29.20 

.275 

38.1 

21/3(1 

.928 ',       17.9 

29  20 

162389 

.294 

»            155-554 

.917 1       1SJ 

29.21 

182.335 

.253 

nj 

2938 

'            I6S-50O 

Jul 

18.8 

162283 

.242 

>       IU.MS 

.895 

18.9 

29  3 1 

162230 

39J 

*          145391 

.8*4 

2-20 

•  M     1*4-337 

I            185.582 

DOS 

17"  19.9' 

29.23 

009 

17"  W.T 

.892 

29.22 

293S 

'            155.228 

.851 

KU 

25. 22 

189 

40^9 

29.KS 

MO 

1UJS7 

M            IK  12(1 

.829 

21.0 

29.23 

164 

iolSfi 

*            185.085 

All 

29.23 

ifllJw 

4L1 

21.7 

29.23 

141 

29/1 9 

.799 

19 1. 756 

130 

41(1 

2939 

.786 

22.4 

2974 

181.703 

119 

29.39 

.774 

29.24 

161.951 

108 

433 

29.40 

»  »0     1*4.795   .009 

179.763 

17*  BC 

29.24 

009 

179 

097 

17'  43.7' 

29.40 

1         |   194741  1 

.752 

29. 2S 

181.548 

.... 

29.40 

.741 

23.7 

181.493 

074 

29.49 

.730 

$.23 

161.441 

*      1  151.579 1 

.719 

24.4 

161.388 

152 

H          I84.52J, 

.708 

24.7 

2ft  26 

161.-36 

Ml 

''  * 

2*4 1 

<       :  164.471  | 

.097 

25.1 

161.283 

K9 

29.43 

29.4 

24.26 

191.231 

494 

29.12 

.675 

at 

161.172 

117 

29.21 

191.129 

498 

2!U2 

•  S.O    IM.2S4  .009 

179.953 

I7•2^i• 

5 

009 

17.1 

m 

17'  47.1' 

29.27 

161.022 

h'.ii 

.931 

27.1 

29.27 

180.970 

m 

47S 

jjj        j  164.0*5 

.120 

27.5 

29. 2  S 

!»■ -it 

2[)M 

WO 

ttM 

loo.sia 

89 

jj     mam 

.598 

28.2 

,19  as 

128 

48 .9 

~2\>'.M 

■           143.934 

A87 

2&5 

190.7(11 

«1          153-S80 

.575 

28.9 

29.29 

160.709 

M6 

19.9 

w'.u 

•'         IBiX 

Mi 

29.29 

wo.wr 

.894 

;      mm 

.553 

KU 

29.29 

160.605 

sa 

503 

29  A'. 

»a.i    143,719 
Si         163.4W 

JOB 

179  Ml 

ir  29.9' 

29.29 

160.563 

009 

178.872 

17"  50.9' 

29  45 

-.53] 

90J 

29.30 

.861 

29.49 

■:             183.512 

■l         IIUH 

.520 

29.30 

160.449 

S1J! 

2940 

in 

sw 

29.30 

160.397 

^838 

29.18 

*:         183J0S 

i       WUM 

g:           183398 

■          10.M3 
*           MUM 

111 

29.31 

160.345 

29.49 

.487 

31.6 

29.31 

180.293 

.815 

513 

.476 

32J) 

29.31 

1 60.-241 

.804 

323 

AH 

324 

29.32 

160.137 

.442 

33.0 

211.22 

160.088 

•JM    161184 

.009 

L.   „.7 

190.033   .009   178.759   17"  54.1'   2°-4S 
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Table  VH— Bztenuli,  R*dii,  Ant  d»  Tangent!  of  100  Ft,  Deflection* 


M* 

•r 

Chord  for  9M6ot  An  -  49.80 

Chord  fcr  5W«*  An  - 

49.79 

f 

An 

DefAre 

Skew 

U 

EM 

Brdai 

Did 

Are 

Drf  Are 

Sktm 

Feet 

100  Feet 

25  Ft 

F«t 

FeM 

10" 

Feat 

100  Feet 

an 

• 

28.1 

100.083 

oos 

178.759 

ir  «.r 

29.48 

29.1 

168.990 

.008 

178J776 

18"  16J1* 

29  94 

I 

169.883 

.748 

H.4 

158.918 

.094 

16.4 

1 

159.930 

.736 

tin 

.052 

1 

win 

.726 

169.818 

.041 

t 

159.829 

.714 

KM 

29.49 

lu 

I 

159.775 

.702 

65.8 

169-717 

.018 

16.8 

»!99 

* 

159.723 

.691 

29-50 

169.667 

.006 

17 J 

7 

m.m 

.680 

58.5 

29  JO 

177.996 

17J1 

29.60 

169.969 

.983 

• 

169.S6S 

.657 

67.2 

29.50 

169.519 

.971 

1* 

26.8 

159.517 

17*  57.6' 

20.51 

29.2 

169.499 

.008 

177.960 

18*18.6* 

1) 

150.155 

.634 

67.9 

29  J 1 

169.418 

.948 

It 

.623 

68.2 

is 

156.389 

IS 

159.362 

.812 

'<ti.il 

166.319 

\m 

14 

159.311 

.900 

68.9 

169.266 

.914 

IS 

. 199.269 

BUI 

15(1.215 

.902 

u 

158.208 

.678 

69.6 

.891 

17 

.566 

20.63 

169.116 

.879 

31.0 

18 

159.106 

DM 

29.53 

.898 

t* 

159.054 

.644 

00,7 

29.53 

159.015 

.856 

M 

28.8 

169.001 

000 

178.632 

18*  Ol.C 

29.53 

M 

155.969 

.008 

177.845 

18-  22,1' 

21 

168.961 

.521 

Bl 

.833 

32.4 

M 

168.900 

29.54 

u 

166.869 

2822 

2223 

23 

.498 

03.1 

H 

.810 

H 

168.797 

.487 

014 

'ISM 

84 

156.769 

798 

23-5 

jjj 

158.740 

-475 

018 

29.65 

IS 

156.719 

787 

23,9 

M 

158.(96 

.464 

03.1 

29.55 

30 

156.689 

775 

S7 

168.644 

29.65 

27 

156.617 

794 

24.6 

U 

156\593 

03.8 

29.55 

28 

155.567 

762 

» 

158.542 

29.66 

29 

740 

M 

158,490 

.009 

18°  04.5' 

M 

156.467 

.008 

729 

18*  25.6' 

81 

.407 

04.9 

19.56 

SI 

717 

12 

158.388 

.396 

32 

155.308 

706 

KJ 

13 

.384 

06.6 

20.57 

SI 

694 

34 

158.286 

.373 

05.9 

156.269 

982 

U 

-361 

013 

29.57 

si 

971 

M 

158.18-1 

H 

155.170 

659 

S3 

168.133 

.339 

OTA) 

A!  .58 

11 

155.190 

H8 

M 

168.083 

29.58 

38 

155.071 

St 

158.032 

-316 

07.7 

2S.58 

ae 

1.55.021 

M 

29.75 
29.75 

40 

29.0 

IB-OS* 

29.50 

to 

.008 

177 

613 

is-sblz- 

157.1*90 

.293 

OM 

154!922 

.901 

43 

.281 

08.7 

29.50 

*U 

.689 

43 

187.828 

.270 

154.823 

.678 

<KU 

157.778 

.259 

09.4 

2!  1.  fill 

151.774 

.686 

4* 

157.727 

09.8 

M 

.545 

M 

157.876 

.236 

ill.  Ml 

M 

154.975 

.643 

117.625 

lu 

47 

.531 

18 

157.676 

48 

154.576 

2520 

157.524 

2201 

11.2 

:o.6l 

It 

.508 

M 

28.1 

157.474 

008 

178.190 

SO 

164.473 

.008 

177.49*1 

SI 

157423 

.178 

29.62 

si 

154.429 

.486 

33.1 

n 

.167 

29.62    \n 

ft 

157.32-J 

29.62 

M 

1542S30 

.491 

•4 

157.271 

.144 

M 

I't  -1 

.460 

S4.1 

M 

157.221 

13  J 

M 

1M-K12 

.438 

M 

157.170 

29.63 

se 

154.183 

.428 

157.120 

■.no 

E7 

164.134 

.415 

ma 

n 

154.086 

-403 

157.019 

.1187 

St 

.  4  ■!-.. 

.391 

2 

29JU 

W29.1 

156.969  .008  178.075  18°  ISC  .29.64 

t«  29.8  •■  153.987  .008  177.180 

18*3*2' 
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Table  VII. — Efternals,  Radii,  Arcs  for  Tangents  of  100  Ft,  Deflections 


68° 

69* 

Chord  for  50-foot  Arc  « 

-  49.76 

Chord  for  50-foot  Arc  - 

•  49.75 

M 

Ext 

Radius 

Diff 

Arc 

Def  Arc 

Skew 

M 
0 

Ext 

Radius 

Diff 

Arc 

Def  Arc 

Skew 

Feet 

Feet 

10" 
.008 

Feet 

100  Feet 

25  Ft 

Feet 

Feet 

10" 
.008 

Feet 

100  Feet 

25  Ft 

0 

30.6 

148.256 

175.954 

19°  19.4' 

30.16 

31.1 

145.501 

175.223 

19°  41.3' 

30.34 

1 

148.210 

.942 

19.8 

30.16 

1 

145.456 

.211 

41.7 

30.34 

3 

148.163 

.930 

20.1 

30.16 

2 

145.410 

.199 

42.1 

30.34 

3 

148.117 

.918 

20.5 

30.16 

3 

145.365 

.186 

42.5 

30.34 

4 

148.070 

.905 

20.9 

30.17 

4 

145.320 

.174 

42.8 

30.38 

6 

148.024 

.393 

21.2 

30.17 

8 

145.274 

.162 

,     43.2 

30.38 

• 

147.977* 

.881 

21.6 

30.17 

6 

145.229 

.150 

43.6 

30.35 

7 

147.931 

.869 

21.9 

30.18 

7 

145.184 

.137 

43.9 

30.3(1 

8 

147.885 

.857 

22.3 

30.18 

8 

145.139 

.125 

44.3 

36.3C 

9 

147.838 

.845 

22.7 

30.18 

9 

145.094 

.113 

44.7 

30.31 

10 

30.7 

147.792 

.008 

175.833 

19°  23.0' 

30.19 

10 

31.1 

145.049 

.008 

175.100 

19°  45.0' 

30.31 

11 

147.746 

.821 

23.4 

30.19 

11 

145.003 

.088 

45.4 

30.31 

12 

147.699 

.809 

23.8 

30.19 

12 

144.958 

.076 

45.8 

30.3? 

18 

147.653 

.796 

24.1    30.19 

13 

144.913 

.063 

46.1 

30.3? 

14 

147.607 

.784 

24.5    30.20 

14 

144.868 

.051 

46J 

30.3* 

1* 

147.561 

.772 

24.9  130.20 

15 

144.S23 

.039 

46.9 

30.3* 

18 

•147.514 

.760 

25.2    30.20 

16 

144.778 

.027 

47.2 

30.3* 

17 

147.468 

.748 

25.6    30.21 

17 

144.733 

.014 

47.6 

30.3f 

18 

147.422 

.736 

26.0    30.21 

18 

144.688 

.002 

48.0 

30.31 

19 

147.376 

.724 

26.3 

30.21 

19 

144.643 

174.990 

48.4 
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17.    Levels 

Precise  Leveling  differs  from  ordinary  leveling  in  the  instruments  em- 
ployed and  the  care  and  refinement  used  in  doing  the  work.  Precise  levels 
are  generally  run  in  establishing  elevations  for  a  long  line  of  bench-marks. 
In  the  United  States  13  000  bench-marks  have  been  established  by  about 
31000  miles  of  this  class  of  leveling.     See  (4),  (7),  (10a),  (24b)  and  (24c). 

Instruments  Used.  The  level  may  be  either  of  the  wye  or  dumpy  type, 
the  latter  being  used  to  a  considerable  extent  in  the  work  of  the  U.  S.  Coast 
and  Geodetic  Survey.  The  telescope  is  inverting  and  in  some  of  the  latest 
instruments  is  made  of  a  metal  having  a  low  coefficient  of  expansion.  Pre- 
levels  are  generally  provided  with  three  plate  leveling  screws  and  two* 
plate  levels  besides  the  level  tube  under  the  telescope.  Attached  to 
the  -instrument  is  a  mirror  or  a  set  of  prisms  so  situated  that  the  observer 
can  see  the  long  level  bubble  when  reading  the  rod.  At  the  eye  end  of 
the  instrument,  a  micrometer  screw  is  placed  underneath  the  level  bar 
by  means  of  which  the  telescope  and  its  attached  level  can  be  lowered  or 
raised.  The  two  plate  levels  are  used  to  bring  the  instrument  to  an  ap- 
proximate level  and  the  micrometer  screw  is  used  to  accurately  center  the 
bubble  under  the  telescope.  Besides  the  central  horizontal  wire,  the  tele- 
scope is  provided  with  stadia  wires  for  the  determination  of  the  lengths  of 
sights.  The  tripod  is  constructed  so  as  to  give  adequate  stiffness  in  support- 
ing the  instrument.  The  rods  are  of  the  non-extensible  type  and  of  special 
crow-section,  graduated  to  centimeters.  Metal  supports  for  the  rod,  which 
eay  be  driven  into  the  ground  for  temporary  turning  points,  rod  levels,  a 
wind  shield,  and  a  sun  shade  are  also  used  in  carrying  on  the  work. 

The  U.  S.  Coast  and  Geodetic  Survey  in  its  precise  level  work  makes  two  runs  of 
«ae*  fine,  one  in  a  forward  and  the  other  in  a  backward  direction.  To  obtain  different 
sfeaoapberic  condition*,  the  two  runs  are  made  at  different  times  of  day,  cloudy  days 
ffcviat;  the  best  results.  The  instrument  is  always  protected  from  the  sun  by  a  large 
smbralla.  Two  rods  are  used  and  at  each  station  each  rod  is  read,  the  same  rod  being 
sad  first  each  time.  The  temperature  of  the  rod  is  also  recorded.  The  rods  are 
csrcfally  standardized  twice  each  year  and  corrected  lengths  due  to  changes  in  tem- 
pesataro  computed.  Backsights  and  foresights  are  made  as  nearly  equal  as  possible 
sad  if  any  material  difference  occurs  in  these  lengths  corrections  for  curvature  are 
applied.     The  forward  and  backward  run  of  a  section  must  agree  in  millimeters  to 

sham  4  Vdistancb  in  kilometers.    This  is  equivalent  to  an  agreement  of  about 
1916  ft  per  mile. 

Beach-Marks.  The  U.  S.  Coast  and  Geodetic  Survey  and  other  govern- 
avnt  departments  have  established  elevations  for  bench-marks  by  precise 
methods  in  many  parts  of  the  country.  These  elevations  are  usually  re- 
ferred to  the  elevation  of  mean  high  water  as  a  datum.  If  such  bench- 
Barks  are  obtainable  they  may  be  used  as  a  reference  in  extending  lines 
el  bench-mark  levels.  Except  in  city  work  it  is  not  essential  to  use  precise 
Bsetfefxls  in  extending  the  system  of  bench-marks  as  far  as  highway  surveys 
concerned.  Ordinary  methods  of  leveling,  exercising  due  care,  will 
sufficiently  accurate  results.  Altho  it  is  more  convenient  to  have  all 
■urveys  referenced  to  a  line  of  bench-marks  established  from  the  same 
datum,  many  state  highway  surveys  are  made  with  the  levels  based  on 
ansa*  assumed  datum  where  benches  referenced  to  a  tide  water  datum 
cannot  be  found.  A  datum  can  be  assumed  from  a  good  contour  map  or 
is  fart  any  datum  can  be  assumed  as  long  as  it  is  of  sufficient  height  so 
that  no  minus  elevations  will  occur  in  the  survey.  Some  states  have  made 
extensive  surveys  and  established  frequent  bench-marks  to  be  used  in 
eoonectjon  with  highway  surveys.     In  other  states  the  bench-mark  eleva- 
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tions  arc  established  when  the  survey  of  the  highway  is  made.  Points  fox* 
bench-marks  should  be  of  a  stable  and  permanent  character  and  their 
location  should  be  clearly  described  so  that  they  may  be  readily  found  at; 
any  time.  Special  markers  are  used  for  bench-marks  established  by  tho 
government  surveys  and  some  of  the  states.  In  connection  with  road 
surveys  at  least  one  permanent  •bench-mark  should  be  established  every 
1000  ft  along  the  line. 

Profile  Leveling  consists  in  obtaining  elevations  of  points  along  the  transit 
line  and  the  establishment  of  intermediate  bench-marks.  Elevations  ar-e 
taken  at  every  50  or  100-ft  station  and  at  other  points  between  stations 
so  as  to  give,  when  plotted,  a  true  profile  of  the  earth's  surface  along  the 
transit  line.  Profile  levels  should  also  be  run  along  the  center  line  of 
every  intersecting  street,  road  or  driveway  for  a  distance  of  at  least  200  to 
'300  ft  from  the  transit  line. 

Cross-Section  Leveling  consists  of  taking  levels  along  lines  at  right  angles 
to  the  transit  line  for  a  width  sufficient  to  cover  the  proposed  improvement. 
These  levels  are  taken  at  every  50  or  100-ft  station  and  at  points  between 
stations  where  the  slopes  change.  Enough  points  should  be  taken  to  define 
the  surface.  The  elevations  of  car  tracks,  curbs,  gutters,  edges  of  traveled 
way,  bottoms  and  tops  of  banks,  together  with  their  distances  out  from 
the  transit  line  should  be  taken  on  each  cross-section.  Elevations  should 
also  be  taken  at  the  corners  of  houses,  at  the  ground  line  and  at  the  sill 
where  there  is  any  possibility  of  the  improvement  disturbing  the  property. 
Elevations  of  tops  and  bottoms  of  all  culverts  and  drains  at  both  ends 
should  be  determined.  A  line  of  levels  should  be  run  along  the  ditches  to 
culverts  at  both  the  inlet  and  outlet  ends.  Where  bridges  occur,  elevations 
should  be  taken  of  bridge  seats,  bridge  floors,  tops  of  parapet  walls,  htfgh 
water  marks,  points  that  will  define  the  stream  bed  at  the  bridge  and  points 
along  the  banks  of  the  stream  above  and  below  the  bridge.  Elevations 
of  manhole  covers,  gate  boxes  and  ledge  outcrops  should  also  be  taken. 

Running  the  Levels.  Profile  and  cross-section  levels  are  usually  taken 
by  the  same  field  party  that  runs  the  transit  line  after  the  latter  has  been 
laid  out.  It  may  be  advisable,  however,  under  certain  conditions  to  have 
these  levels  run  by  a  separate  party.  Sometimes  the  profile  and  cross- 
section  levels  are  taken  at  the  same  time,  while  some  prefer  to  complete 
the  profile  levels  before  the  cross-section  levels  are  taken. 

The  levels  may  be  taken  either  with  a  transit  or  a  level.  The  transit,  if  in  adjust- 
ment and  carefully  used,  is  sufficiently  accurate  for  the  work.  Some  type  of  self- 
reading  rod,  graduated  to  feet  and  hundredths  of  a  foot,  is  employed.  Self-computing 
rods  with  which  the  elevation  of  a  point  can  be  read  from  the  rod  are  very  convenient 
for  parts  of  the  work.  As  the  levels  are  run  after  the  transit  line  is  staked  out.  the 
only  measurements  necessary  are  those  to  plus  stations  and  to  points  to  be  located  in 
the  crow-section  levels.    These  measurements  may  be  made  with  a  metallic  tape. 

The  instrument  is  set  up  and  leveled  near  a  point  the  elevation  of  which 
is  known.  The  rod  is  held  vertically  on  this  point  and  a  sight  is  taken  on 
the  rod  thus  obtaining  the  rod  reading  which  is  the  intersection  of  the 
middle  horizontal  cross-hair  with  the  rod.  This  is  called  a  backsight  or 
B.  S.,  and  when  added  to  the  elevation  of  the  point  on  which  the  rod  wag 
held  gives  the  height  of  the  instrument  or  H.  I.  The  rod  is  now  held  on 
points  whose  elevations  are  to  be  determined  and  the  rod  readings  obtained 
called  foresights  or  F.  8.,  are  subtracted  from  the  H.  I.,  thus  giving  the 
elevations  of  the  points.  The  elevations  of  as  many  points  as  possible  are 
determined  with  this  set-up  of  the  instrument  and  a  foresight  is  taken 
ne  well  defined  and  solid  point  called  a  turning  point  or  T.  P.      1mhe 
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uftrument  may  now  be  moved  to  another  set-up  and  a  new  H.  I.  obtained 
by  taking  a  B.  S.  on  the  T.  P.  The  elevations  of  other  points  may  now 
be  determined  as  before.  Bench-marks  or  B.  M.'s  should  be  established 
ai  the  work  progresses.  All  backsights  are  plus  sights  and  all  foresights 
are  minus  sights.  No  sights  should  be  taken  over  300  ft  in  length.  The 
rui  should  be  read  to  the  nearest  hundredth  of  a  foot  on  turning  points 
and  bench-marks,  and  to  the  nearest  tenth  of  a  foot  on  most  of  the  other 
points.  Care  should  be  taken  to  equalise  the  backsights  and  foresights 
to  turning  points.    The  chief  


of  party  takes  notes,  one 
mtU]  runs  the  instrument, 
aaother  holds  the  rod  and 
La*  zero  end  of  the  tape, 
while  the  third  man  holds 
i fee  other  end  of  the  tape 
and  rails  off  the  distances 
(mm  the  transit  line  to  the 
p*«nts  at  which  the  rod  is 
held 

If  the  self-computing  rod 
is  used  the  instrument  is  set 
up  and  the  rod  held  on  the 
Ivneh-mark  or  B.  M.  The 
fTadoated  ribbon  belt  on 
the  rod  is  pulled  up  or 
down  until  the  line  of  sight 
rMDrides  with  a  graduation 
the  same  in  feet  and  hun- 
tfcedths  as  the  elevation  of 
tae  bench.  The  ribbon  is 
riaarped  in  this  position. 
The  elevation  of  other  points 
vfctre  the  rod  js  held  is 
©wn  by  the  rod  reading 
itself.  The  elevation  of  a 
T.  P.  »  found  in  this  way, 
tfce  instrument  moved  to 
a  new  *et-up.  the  graduated 
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nbhoo  reset  to  correspond  to  the  elevation  of  the  T.  P.  and  work  continued. 
txansle.  Suppose  the  elevation  of  initial  B.  M.  was  554.75.  The  rod  Is  held  on 
B.  if.  and  the  ribbon  set  so  that  the  line  of  sight  coincides  with  4.75.  Hold  the  rod  on 
fe  pant  whose  elevation  is  desired,  read  the  rod  and  prefix  the  number  55  to  the  rod 
nsrtmi;     This*  will  be  the  elevation  of  the  point. 

Methods  of  recording  the  field  notes  are  shown  in  Figs.  31,  32,  and  33. 
fev^-ad  of  figuring  the  elevation  of  each  point  as  shown  in  Figs.  32  and  33, 
pocwiixnes  the  elevation  of  the  point  on  the  cross-sections  with  reference 
to  the  height  of  instrument  is  plotted,  using  the  rod  readings  corresponding 
to  the  point  in  question.  The  rod  readings  are  always  scaled  downward 
fi*m  the  datum  on  the  cross-sections  corresponding  to  the  height  of 
isstrument. 

When  the  profile  and  cross-section  levels  are  taken  simultaneously?  it  is 
"oummry  to  figure  the  elevation  of  each  point  from  the  field  notes  so  that 
law*  elevations  can  be  plotted.    Some  engineers  prefer  to  run  a  line  of 
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profile  levels  on  the  transit  line  with  the  instrument  and  then  work  u 
the  cross-section  levels  by  means  of  a  hand  level.  In  this  case  the  cross 
section  levels  can  be  plotted  from  the  rod  readings  which  give  the  distance 
of  the  points  above  or  below  the  calculated  elevations  of  the  center  lin 
profile. 

Contour  Levels.  Topographical  surveys  consist  in  part  in  taking  level 
from  which  contour  maps  can  be  prepared.  Profiles  and  cross-section 
may  be  read  off  from  a  contour  map  and  fairly  accurate  results  for  he&v; 

grading  obtainet 

Sta.  B.  S.  H.  I.  F.  S.  Elev.  if  the  contour  in 

B.M.No.l    Spike  in  root  of  dm  tree  east  of  Sta.  0+20  100.00  fM.     .       *""S 

5.62  105.62  «.  J?™"     »     s^ 

*|  g  The    method    o 

Lrft  H3  Rkht  contours       fo 

9  0  11         19         36       lowing    a    con 

figuration  of  thi 
earth's  surface  i 
more  adaptable 
however,  to  ex 
tensive  areas  thai 
it  is  to  surveys  f o: 
highways.  Con 
tour  levels  are  fro 
6.3  5.6  3.6  3.1  3.9  4.3  4.6  quently  taken  ii 
99.32    100.02    102.02    102.62    101.72    101.32    101.02     connection     witl 

TJP.2+25  4.33  101.29  railroad    surveyi 

4.85  106.14  but   the    metnoc 

of  cross-sectior. 
levels  is  more  usu- 
ally employed  ic 
highway  surveys, 
A  Contour  Line  if 
the  line  of  interne 
tion  of  a  horizontal 

TJ.4+75  2.57  103.57  ^ of  ^ST*  tSf 

vataon     with      the 

earth's  surface, 
Every  point  on  this 
line,  therefore*  hat 
the  same  elevation. 
Contour  maps  an 
prepared  showing 
contour  lines  at  de- 
finite intervals  apart,  usually  some  multiple  of  a  foot.  Thus  for  a  1-ft  interval,  the 
contour  lines  would  represent  points  differing  in  elevation  by  1  ft,  for  a  10-ft  interval 
the  points  of  two  adjacent  contours  would  be  10  ft  different  in  elevation.  The  slope 
of  the  ground  between  any  two  contour  lines  is  considered  uniform. 
Contour  levels  may  be  taken  by  any  one  of  the  following  methods: 

With  the  Stadia  elevations  of  points  and  their  location  are  obtained.  The  points 
selected  are  those  defining  changes  of  slope,  summits,  depressions,  ridges  and  valleys. 
The  locations  and  elevations  of  these  points  are  plotted  and  contour  lines  can  then  be 
drawn  by  interpolating  the  contours  between  the  elevations  of  the  known  points. 

With  the  Plane-Table  the  method  is  the  same  as  with  the  stadia  except  that  the 
contours  are  often  drawn  in  the  field  and  a  more  accurate  map  thus  obtained. 

The  Level  or  Hand  Level  is  used  for  contour  work,  generally  only  in  surveys  of  small 

«ndth  but  great  length,  such  as  a  highway  survey.     In  this  case  the  different  contours 

actually  located  in  the  field  thruout  the  area  of  the  right-of-way.    The  profile 
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Anting  m  uaually  done  in  advance  of  the  contour  work.  Point)  nn  the  contour  Lin, 
an  taken  on  linea  at  rlf  ht  angles  to  thn  center  Una  at  each  regular  station  interval  an 
at  m  many  intermediate  stations  aa  an  Decenary  to  fully  trace  out  the  contour 
The  principle  of  the  work  is  aa  follow*:  Knowing  the  H.  I.,  a  level  or  hand  level  twin 
easd.  the  rod  reading  to  obtain  a  point  on  a  contour  may  be  found  by  subtracting  th 
notour  elevation  from  the  H.  I.  The  rodmnn  walla  along  a  line  at  right  angle*  to  tr 
avatar  nam  until  the  inatrumeutman  obtains  this  rod  reading,  the  point  on  the  groun 
ids  to  a  point  on  the  contour  of  that  elevation.  The  distance  from  tl 
3  the  point  hi  lueawrorl      By  adding  or  subtracting  the  contour  intervi 


Fig.  S3.  Level  Not. 
og  upoi 
a  point  on  another  contour  line  will  be 

d  then  the  name  operation*  are  carried  out  it  the  nut  station.     Having 
rated  on  the  contours  at  each  station,  the  contour  lins  between  the  stations 
en  he  tread  out  by  inepeetion  and  sketched  In  the  field  book.     • 

Check    Levels.     The  level  work  is  commonly  checked  by  running  levels 

I    anekward  over  the  line  to  the  starling  point,  holding  the  rod  only  on  tho 

T.  P.'*  nod   B.   M.'s  established  in  the  forward  run.     A  closed  circuit  in 

final   formed.      The  elevation   of  the   starting   point   calculated   from    the 

III  tie  should  agree  with  its  original  elevation  within  the  limit  of  error  Bawl 
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for  the  work.  If  B.  M.'s  have  been  previously  established  by  an  inde- 
pendent survey,  a  check  on  the  new  level  work  can  be  obtained  by  tyin*$ 
in  the  new  levels  with  these  B.  M.'s  as  the  work  progresses  and  noting  if 
the  difference  in  elevation  is  within  the  allowable  limit.  Another  method 
of  checking  the  work  as  it  progresses  is  that  known  as  double  rodding  the 
line.  In  this  method  two  T.  P.'s  are  always  chosen,  differing  in  elevation 
by  at  least  1  ft.  A  foresight  is  taken  on  each  T.  P.,  and  two  corresponding 
backsights  when  the  instrument  is  moved.  The  two  H.  I.'s  are  calculated 
and  their  agreement  noted.  Precise  leveling  requires  an  accuracy  of  about 
0.016  ft  per  mile.  For  highway  work  an  accuracy  of  0.1  ft  per  mile  ia 
allowable.  If  a  long  line  of  benches  is  being  run,  however,  it  would  he 
advisable  to  make  the  accuracy  approach  nearer  that  required  by  precise 
leveling.  In  the  method  of  double  rodding  the  line,  the  two  H.  I.'s  should 
agree  within  about  0.012  ft  to  keep  within  an  accuracy  of  0.1  ft  per  mile. 

18.     Staking  Highway  Surveys 

There  are  several  methods  of  staking  surveys  so  that  construction  work 
can  be  performed  from  information  obtained  from  the  stakes.  The  essential 
information  required  is  alignment  and  grade.  Stakes  may  conveniently 
be  prepared  by  sawing  a  2  by  3  in  rectangular  piece  of  wood  24  to  30  in 
long  in  two  on  the  long  diagonal,  thus  giving  two  wedge  shaped  stakes  to 
each  piece. 

Road  Surveys.  One  method  is  to  drive  stakes  at  the  time  the  survey 
is  made.  One  or  two  lines  of  stakes  are  driven  at  the  side  of  the  road  fax 
enough  away  so  as  not  to  be  disturbed.  Two  lines  are  preferable  in  which 
case  a  line  is  driven  on  each  side  of  the  road.  The  stakes  are  driven  at 
each  station  interval  on  the  tangent,  either  50  or  100  ft  apart,  and  on  curves 
may  be  spaced  closer,  depending  upon  the  length  and  the  degree  of  curve. 
Sometimes  the  stakes  are  driven  on  a  definite  offset  from  the  center  line, 
but  it  is  better  to  let  the  offsets  vary  in  amount,  and  place  the  stakes  at 
convenient  points.  Ground  elevations,  elevations  of  tops  of  stakes  and 
offsets  from  the  stakes  to  the  transit  line  are  measured  in  the  field.  The 
station  numbers  and  offsets  are  marked  on  the  back  and  side  of  each  stake. 
A  sheet  is  prepared  in  the  office  on  which  is  given  the  elevations  of  tops 
of  stakes,  offsets  of  stakes  from  the  transit  line  at  each  station,  elevations 
of  finished  center  line  grade  at  each  station,  and  offsets  from  transit  line 
to  the  finished  center  line  of  road.  With  this  sheet  in  hand,  the  stakes 
are  marked  in  the  field  with  the  correct  offset  to  the  finished  center  line. 
Marks  are  put  on  the  faces  of  the  stakes  towards  the  road  to  define  the 
grade. 

Another  method  is  to  set  stakes  just  before  construction  work  is  started. 
In  this  case  marks  defining  the  center  line  grade  are  placed  on  the  stakes 
by  running  grade  levels.  Offsets  to  the  stakes  from  the  finished  ceniei 
line  are  measured  after  the  stakes  are  driven  and  marked  on  the  stakes, 
Fig.  34  shows  a  form  of  grade  level  notes.  The  foresights  to  obtain  th« 
center  line  grade  are  found  by  subtracting  the  center  line  grade  elevations 
given  in  the  column  headed  Elevations  from  the  H.  I.  The  columns  marketi 
Right  and  Left  are  for  rod  readings  on  two  lines  of  stakes,  one  on  the  right 
and  the  other  on  the  left  side  of  the  road.  The  rod  is  held  on  a  stak< 
and  moved  up  or  down  until  the  rod  reading  under  F.  S.  is  obtained  or  s 
reading  varying  from  this  by  some  multiple  of  a  foot,  and  then  a  notch  is 
cut  in  the  edge  of  the  stake  at  the  bottom  of  the  rod.     The  station  numl>ei 
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ii  marked  on  one  side  or  on  the  back  of  the  stake,  the  offset  to  the  center 
fine  on  the  side  and  the  grade  on  the  face  of  the  stake  towards  the  road, 
if  a  grade  mark  is  the  same  elevation  as  the  center  line  grade,  the  stake 
is  marked  Gr.  If  the  mark  is  placed  so  as  to  be  some  multiple  of  a  foot 
•bore  or  below  the  center 
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Fig.  34.    Grade  Stake  Notes 


Hue  grade  the  stake  is 
Burked  2'  T,  for  example, 
*Wh  would  mean  that  the 
finished  grade  was  2  ft  below 
the  mark.  If  stakes  come 
m  driveways  or  intersecting 
mads  where  they  would  be 
disturbed,  they  should  be 
driven  flush  and  the  grade 
fferenced  with  the  top. 
The  same  grade  mark  that 
■  placed  on  the  stake  is 
entered  in  the  book. 

With  stakes  set  and  marked 
W  either  of  these  two  methods, 
>>e  elevation  and  alignment  of 
toe  finished  road  center  are 
ctaJbtahed.  Knowing  the  width  and  shape  of  the  croes-eecaon  of  the  road,  as  many 
*****  as  desired  can  be  set  at  different  points  in  the  cross-section  by  referencing  them 
a  with  the  line  and  grade  of  the  center  line. 

Where  a  car  track  occurs  in  a  road,  staking  other  than  for  stationing 
b  frequently  unnecessary  since  the  center  line  grade  may  be  referenced 
*ith  regard  to  the  rails  of  the  track  as  so  much  above  or  below  the  rails, 
*  definite  distance  out  to  the  center  of  road  from  the  rail  being  given  for 
fee  alignment  of  the  center  line. 

■bay  states  make  a  practice  of  permanently  monumenting  the  road  surveys.  Stone 
fcfcsdk  one  on  each  side  of  the  road,  on  the  property  lines,  are  set  at  each  P.  C.  and 
f*  T.  where  a  curve  is  used  or,  if  a  curve  is  not  required,  on  a  line  thru  the  point  of 
kceoHetaon  bisecting  the  interior  angle  between  the  tangents. 

Another  method  of  staking  surveys  is  to  drive  three  stakes  at  each  station, 
v<e  in  the  center  and  a  slope  stake  at  either  side  at  the  toe  of  the  finished 
^toue.  The  cuts  or  fills  to  grade  are  marked  on  each  stake.  The  station 
■amber  is  also  marked  on  the  stake  at  the  center  and  the  distance  out 
fan  the  center  is  marked  on  each  slope  stake. 

Setting  Slope  Stakes.  Slope  stakes  are  not  essential  except  in  cases  of 
fctivy  grading  or  unless  the  last  method  mentioned  for  staking  the  road 

is  nsed.  Slope  stakes  may  be  set  with  a  level  or 
with  a  hand  level.  The  stakes  are  set  by  a  cut  and 
try  method  at  the  points  where  the  side  slopes  intersect 
the  ground  surface.  In  Fig.  35  a  6  is  the  original 
ground  line;  hhihi,  the  vertical  distances  from  the 
finished  grade  of  road  bed/ g  to  the  ground  line;  * 
the  cotangent  of  the  angle  of  slope  a;  W  the  width 
rfftfcd  bed;  j*i,  xt  the  distances  as  shown;  and  di,  dt  the  horizontal  distances 
k*  the  center  to  the  stakes  a  and  6  respectively.  If  a  b  is  level;  h  =  h\  = 
■«  n  »  x*  —■  8  A;  dt  «  dt  *»  W/2  -f  *  k.  The  points  a  and  b  are  thus  readily 
"'aid.  If  the  ground  is  not  level,  the  heights  hi  and  At  will  not  be  equal 
b  *•  In  this  case  the  points  a  and  b  would  be  found  by  trial.  To  locate 
**  for  instance,  a  ground  elevation  on  the  cross-section  line  would  be  taken 
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and  the  distance  out  to  the  point  where  the  rod  was  held  would  be  measured. 
Knowing  the  distance  of  this  point  above  the  level  of  the  road-bed,  in  case 
of  a  cut,  its  distance  out  from  the  center  is  calculated.  If  this  distance 
agrees  with  the  measured  distance  to  the  point  where  the  rod  was  held, 
a  would  be  the  point  at  which  slope  intersected  the  ground.  If  an  agree- 
ment is  not  reached  between  the  calculated  and  measured  distance  on  the 
first  trial,  other  points  are  tried  until  the  two  distances  do  agree.  If  the 
slope  of  the  ground  is  estimated  by  eye,  the  point  to  set  the  slope  stake  can 
be  found  by  two  or  three  trials.     The  form  of  field  notes  for  this  method. 

is  shown  in  Fig.  36.  Slope 
stakes  may  also  be  set  by 
laying  off  distances  from 
the  center  line  to  the  bot- 
toms or  tops  of  slopes  which 
have  been  scaled  from  the 
plotted  cross-sections. 

Street  Surveys.  Stakes 
for  rough  grading  are  set 
by  any  of  the  methods  de- 
scribed under  road  surveys. 
Curbs  are  usually  placed 
before  the  improvement  of 
the  pavement  of  the  road- 
way is  undertaken.  On 
narrow  roadways,  eleva- 
tions for  the  construction 
of  the  pavement  may  be 
obtained  from  lines  on  the 
curbs  without  setting  any 
stakes.  Templates  con- 
forming to  the  shape  of  the 
crown  may  be  used  to  ad- 
vantage. On  wide  road- 
ways it  is  better  practice 
to  set  lines  of  stakes  defin- 
ing the  grade  of  the  finished 
cross-section  along  the  road- 
way at  intervals  of  60  ft. 
The  number  of  stakes  re- 
quired to  define  the  cross- 
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Fig.  36.    Slope  Stake  Notes 


sectional  grade  will  depend  upon  the  width  of  street  and  the  shape  of  the 

crown.     The  monumenting  of  street  surveys  has  been  described  in  Art.  6, 

Staking  Curbs.    One  method  is  to  drive  a  line  of  stakes  on  an  offsel 

defining  the  lino  of  the  curb,  making  the  tops  of  the  stakes  conform  tc 

the  grade  of  the  curb.     Another  method  preferred  by  many  engineers  is 

to  use  a  line  of  offset  stakes  as  in  the  previous  method  but  to  drive  then: 

flush  with  the  ground.     Elevations  are  taken  on  the  tops  of  the  stakes  and  s 

sheet  prepared  showing  the  elevation  of  the  curb  with  reference  to  the  stakes. 

A  convenient  way  to  mark  with  a  transit  the  grades  on  the  stakes  in  the  first  methoc 

outlined  above,  where  the  grade  is  a  uniform  rate  for  a  number  of  stations,  is  as  follows 

Set  up  the  instrument  near  the  first  station  and  mark  the  grade.    Set  up  the  instrument 

near  the  last  station  of  the  uniform  grade  and  mark  the  grade  on  that  stake.    Set  the 

transit  over  the  stake  and  measure  the  distance  from  the  horizontal  axis  to  the  grack 

irk.    Clamp  the  target  on  the  rod  at  this  distance.    Carry  the  rod  to  the  first  statioc 
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ad  hold  on  the  grade  mark.  Elevate  or  depress  the  telescope  until  the  horizontal 
mi  lull  bisects  the  target  and  then  clamp  the  horizontal  axis.  The  rod  is  then  held 
m  the  intermediate  stakes  and  raised  or  lowered  until  the  line  of  sight  bisects  the 
target.    The  bottom  of  the  rod  will  then  be  grade. 

If  the  transit  has  a  gradienter  screw,  the  telescope  may  be  elevated  or  depressed  by 
turning  the  screw  so  as  to  be  parallel  to  any  rate  of  grade.    The  H.  I.  above  the  grade 
nark  at  the  initial  station  is  found,  when  the  transit  is  set  over  the  stake,  by  measuring 
tat  distance  to  the  horizontal  axis  from  the  grade  mark.    The  target  on  the  rod  is 
dumped  at  this  distance.     The  telescope  is  made  parallel  to  the  rate  of  grade  by  the 
terew.    Grade  elevations  for  other  stakes  on  the  line  where  the  grade  is 
are  found  by  holding  the  rod  on  them  and  moving  it  up  or  down  until  the  target 
is  described  in  the  previous  paragraph. 
Staking  Borrow-Pits.     Places  outside  of  the  right-of-way  location  from 
which  excavated  material  to  be  used  in  the  road  construction  is  taken  are 
called  borrow-pits.     In  order  to  estimate  the  quantity  of  excavation  taken 
from  a  pit,   the  pit  must  be  cross-sectioned.     The  following  method  is 
usually  the  most  convenient  one  to  use:    The  area  to  be  excavated  is 
divided  into  10  or  20-ft  squares  by  lines  of  stakes  at  right  angles  to  each 
other  set  by  means  of  a  transit  and  tape.    A 
•take  is  placed  at  every  corner  of  each  square 
and    appropriately    marked    (see    Fig.    37). 
Levels  of  the  ground  at  each  stake  and  at  in- 
termediate points,  if  the  slope  between  stakes 
w  not  uniform,  are  obtained.     If  the  edge  of  a 
bank  comes  between  stakes,  the  plus  distances 
an  noted  and  levels  are  also  taken  at  these 
points  (see  irregular  line  in  the  figure).     It  is 
best  to  make  a  sketch  of  the  pit  in  addition  to 
obtaining   the   level   notes,  and   to   place  the 
elevations  of  each  point  on  the  sketch.     When 
excavation  in  the  pit  has  been  finished,  the  same 
as  in  the  beginning  are  again  laid  out 
aad  levels  again  taken  at  each  corner.     Care  should  be  taken  in  first  stak- 
out  the  pit  to  provide  reference  points  on  one  or  more  lines  far  enough 
way  from  the  work  so  as  not  to  be  disturbed.     Such  points  are  of  great 
hsip  in  restaking  the  pit. 

Volume  of  Borrow-Pits  may  be  found  by  adding  together  the  cora- 

[psbed  volumes  of  the  rectangular  and  triangular  prisms  and  pyramids  into 

whirh  the  solid  is  divided.     The  area  of  the  bases  of  these  solids  can  be 

fooad  from  the  sketch  and  their  altitudes  from  the  levels.     Referring  to 

Fig.  37,  the  volume  of  the  solid  d\  dt  ct  c\  is  equal  to  A(hi  +  At  +  hz+  A*)/4f 

:  wtere  A  is  the  area  of  the  base,  in  this  case  400,  and  Ai,  A*,  A*,  A«,  the  heights 

of  the  four  sides  obtained  from  the  difference  of  the  initial  and  final  levels 

at  the  corners.     In  the  square  d»c»dc  the  solid  is  made  up  of  a  rectangular 

prism  with  a  base  dim  net  and  a  triangular  prism  with  a  base  mno.     The 

volume  would  be  the  sum  of  these  two  volumes.     The  area  of  the  base  of 

the  rectangular  prism  and  the  heights  at  m  and  n  would  be  calculated  from 

lie  levels  and  its  volume  found  from  the  formula  given  above.     The  volume 

( the  triangular  prism  would  be  A  (Ai  +  A*  +  Aj)/3,  where  A  is  the  area 

a  o,  and  Aj,  At,  As,  the  side  heights  at  m,  n  and  o.     The  volume  of  a  solid 

il»  «x  t*  dt  dt.  where  an  intermediate  point  p  has  been  taken  in  the  center 

(  the  square,  would  be  the  sum  of  the  rectangular  prism  and  a  pyramid 

if  p  was  higher  than  the  points  at  the  corners  or  the  difference  of  the  two 

-volumes  if  p  was  lower.     The  volume  of  the  rectangular  prism  would  be 

f«nod  as  previously  shown.     The  volume  of  the  pyramid  would  be  A  * 


Fig.  37. 
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altitude  /  3,  where  A  is  the  area  of  the  base,  in  this  cose  400  sq  ft.  If  A 
equals  the  difference  id  initial  and  filial  elevations  on  point  p  and  hi,  hi,  hi,  h 
the  heights  of  the  sideH  on  the  four  corners  of  the  square,  the  altitude  i 
the  pyramid  is  equal  to  hp  -  (h,  +  hi  +  h,  +  h,)/4.  If  an  intermedial 
point  ■  is  taken  on  the  middle  of  the  side  of  a  square  as  in  d,  di  a  e>.  tl 
volume  is  the  sum  of  the  rectangular  prism  and  a  pyramid.  The  altituc 
of  the  pyramid  in  this  case  would  be  the  height  ft,  —  J«j  (hi  +  hi),  whei 
h,  and  At  are  the  heights  at  ct  and  n  respectively.  Where  intermediat 
points  occur  other  than  in  the  center  of  the  square  or  in  the  center  of  tl 
side,  tbe  volume  would  be  found  by  dividing  the  solid  into  four  triangub 
prisms  as  indicated  by  the  broken  lines  in  square  c,  c,  b,  6,.  See  (1),  (4 
Bod  (14). 

19.     Final  Highway  Surveys 

It  is  advisable  in  highway  work  to  make  a  final  survey  after  constructio 
work  has  been  finished.  A  final  survey  will  show  how  the  work  as  cot 
struct™!  conforms  to  the  original  plan.  Plans  are  frequently  changed  i 
the  field  and  a  final  survey  records  all  such  changes.  A  final  survey  is  ah 
of  value  in  settling  claims  for  damages  to  abutting  property.  The  fin: 
estimate  is  usually  computed  from  the  final  survey. 

A  final  survey  is  made  iu  the  same  manner  as  the  original  survey  an 
all  of  the  information  is  referenced  to  the  original  transit  line.  The  centi 
line  of  the  finished  roadwa; 
its  width,  and  location  of  a 

ments  are  obtained.  Cms 
sections  at  each  station  ai 
taken  as  in  the  original  su 
vey-  The  information  ol 
tained  in  the  final  survey 
plotted   od   tbe  original  pis 

SO.    Right-of-way  Survoj 

It  is  frequently  necessary  I 

take  parcels  of  land  abuttin 

the  highway  where  curves  ai 

flattened,  detours  are  mad 

r  increased,  width  of  righ 

of-way  is  desired.     The   su 

vey  of  the  land  is  made  wit 

reference  to  the    transit    Mi 

of  the   highway    survey    t 

means   of    a   closed    t  raven 

and  tbe  area  enclosed  calci 

lated.     A  deed  of  the  pare 

taken  is    made    out    and    n 

corded.      A    very    simple  bi 

n  case  is  illustrated  in  Fig.  38.     The  old  road  has  a  very  sharp  tui 

at  the  intersection.     To  obtain  a  good  sight  distance  and  an  easy  curl 

around  the  corner,  it  is  necessary  to  take  a  corner  of  John  Jones'  property 

Data  for  the  old  and  new  curve  are  shown  in  the  figure. 

A  description  of  the  piece  which  should  be  incorporated  in  the  dec 
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would  be  as  follows:  Beginning  at  a  point  in  the  northerly  boundary 
of  the  highway,  25.0  ft  westerly,  measured  at  right  angles  from  Sta.  1  +  95.2 

of  the  highway  survey   ;    thence  N  45°  £  a  distance  of  179.8  ft 

alpog  the  northerly  boundary  of  the  highway  to  a  point  49.5  ft  measured 
wsaerly  on  a  radial  line  from  Sta.  3  +  56.06  of  the  highway  survey;  thence 
N*  45°  W  a  distance  of  179.8  ft  along  the  westerly  boundary  of  the  highway 
to  a  point  25  ft  westerly  measured  at  right  angles  from  Sta.  5  +  16.9  of 
the  highway  survey;  thence  S  0°  a  distance  254.2  ft  to  the  point  of  begin- 
'bias;  being  an  area  of  0.371  acres  more  or  less. 

The  area  may  be  obtained  by  planimeter  or. by  dividing  the  plot  of  the 
surrey  into  simple  geometrical  figures,  scaling  the  necessary  dimensions, 
eonputing  the  areas  of  the  separate  figures  and  adding  them  together. 
Tie  area  may  also  be  found  by  the  method  of  double  meridian  distances. 

area  by  Double  Meridian  Distances.  The  latitude  of  a  course  equals  the 
distance  of  the  course  times  the  cosine  of  the  bearing;  the  departure  of  a 
some  equals  the  distance  of  the  course  times  the  sine  of  the  bearing.  See 
(4)  and  (14).  The  latitudes  and  departures  are  computed  with  reference  to 
two  coordinate  axes  at  right  angles  to  each  other,  the  latitudes  being  parallel 
*o  the  vertical  axis  and  the  departures  parallel  to  the  horizontal  axis.  The 
vertical  axis  is  drawn  thru  the  most  westerly  point  of  the  traverse.  North 
latitudes  and  east  departures  are  considered  positive,  south  latitudes  and 
vest  departures  negative.  The  error  of  closure  is  first  computed.  If  the 
teJd  doses,  the  algebraic  sum  of  the  latitudes  will  be  zero,  and  the  algebraic 
sum  of  the  departures  will  be  zero.  If  there  is  an  error  of  closure,  and  it 
iB  of  an  amount  that  could  be  expected  without  a  serious  error  having  been 
made,  it  is  distributed  over  the  various  latitudes  and  departures  according 
to  the  rule  given  in  Art.  6.  The  algebraic  sum  of  the  corrected  latitudes 
and  departures  will  then  be  sero.     The  double  meridian  distance,  D.  M.  D., ' 

the  first  course  equals  the  departure  of  the  course.     The  D.  M.  D.  of  any 
course  equals  the  D.  M.  D.  of  the  preceding  course,  plus  the  departure 

the  preceding  course  plus  the  departure  of  the  course  itself.     Double 

are  found  by  multiplying  each  D.  M.  D.  of  a  course  by  its  latitude. 

sum  of  the  double  areas  divided  by  two  gives  the  area  of  the  field. 

area  of  the  parcel  in  Fig.  38  is  calculated  by  this  method  and  tabulated 

follows: 

l  Distance  Doable 

Brings  Ft  Latitudes  Departures  D.M.D.  Areas 

HflPB 179.8  +127.1  +127.1  127.1  16164.41 

PfWW. 179.8  +127.1  -127.1  127.1  16154.41 

•  •• 254.2  -264.2  0.0  0.0  0.0 

0.0  0.0  82808.82 

Error  of  Closure  82808.82 

Latitude     0  Awm 2 16164.41  sq  ft 

Departure  0  -  0.371  acres 

HIGHWAY  MAPS 

I  21.    Mapping  the  Plan 

I  feamd  Survey*.  The  survey  plan  may  be  plotted  on  a  sheet  of  detail 
pater  having  a  width  and  a  length  suitable  to  take  from  H  to  1  mile  of 
BMrey.  The  plan  should  show  the  transit  line,  property  lines,  names  of 
property  owners,  and  all  the  topographical  detail  except  the  cross-sections 
H  the  road  at  the  different  stations.    If  elevations  were  taken  for  contour 
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lines,  however,  the  contour  lines  would  be  drawn  on  the  plan.  The  plsu 
should  have  an  appropriate  title  in  which  should  be  stated  the  scale  o 
the  plan.  The  field  notes  of  the  transit  line  should  first  be  studied  for  thi 
purpose  of  seeing  in  what  position  the  line  may  be  laid  out  on  the  sheet  it 
order  to  have  it  come  Within  the  limits  of  the  paper  with  as  few  break) 
in  the  continuous  plotting  of  the  line  as  possible.  An  easy  and  quiok  wao 
to  do  this  is  to  calculate  the  lengths  of  tangents  and  then  roughly  plot  tin 
line  to  a  small  scale,  say  1000  ft  to  the  inch,  on  a  piece  of  paper.  Then 
by  using  each  one  of  the  tangents  as  a  base,  scale  the  perpendicular  height 
from  this  line  to  the  highest  and  lowest  points  of  intersection.  Some  tangen 
will  be  found  which,  if  plotted  parallel  to  the  long  edge  of  the  plan  sheet 
will  enable  one  to  plot  the  line  with  the  least  number  of  breaks.  Severa 
methods  of  plotting  the  transit  line  will  be  described. 

The  Coordinate  Method.    Having  found  the  tangent  which  is  to  be  placed  parmllc 
to  the  bottom  of  the  sheet,  the  rectangular  coordinates  to  the  different  interaeetioi 

points  are  computed  with  ref erotic 
to  this  line  as  a  base.  In  Fig;.  39 
for  instance,  the  coordinate  /  jb  ■ 
j  I  cos  a  and  the  coordinate  I  k  = 
i  I  sin  a.  Other  coordinates]  ar 
B«M  tins     /a      1  found  in  a  similar  manner.     Th 

coordinates  with  reference  to  th 
base  line  are  then  found  by  avddi 
tion.  The  paper  may  be  ruled  ol 
into  large  squares  for  conveniene 
Fig.  89  in  plotting  the  calculated  position 

of  the  points.  Accurate  plottini 
may  be  obtained  by  prolonging  the  base  line  tangent  ij  and  plotting  the  other  f>oint 
from  perpendiculars  erected  from  this  line,  as  «/  in  Fig.  89,  or  by  plotting  the  coordi 
nates  of  each  tangent  with  the  last  point  of  intersection  as  the  origin  uim.mnin  th 
figure.  The  tangent  i  j  is 
plotted  on  the  sheet  in  its 
proper  position;  the  coordin- 
ates of  the  points  are  plotted 
from  it  as  described  above  and 
the  tangent  lines  jl.ln,  etc, 
drawn  between  the  points. 
The  plotting  should  be  care- 
fully done  and  the  scaled 
length  of  each  tangent  should 
be  compared  with  the  length 
given  in  the  survey  as  a  check, 
tangents  with  a  protractor. 

The  Tangent  Method,  shown  in  Fig.  40,  consists  of  prolonging  each  tangent 
definite  amount  be,  ef  and  finding  the  tangential  offsets  dc,  f  g,  etc  For  insUuioi 
suppose  the  tangent  was  prolonged  each  time  beyond  the  intersection  200  ft.  The 
dc  -  200  tan  ai,  fg  «  200  tan  as,  etc  The  line  drawn  from  b  thru  d  will  give  th 
direction  of  the  tangent  and  its  length  will  have  to  be  scaled  off  in  order  to  get  th 
point  of  intersection  e.  This  method  is  checked  by  calculating  the  bearings  of  * 
the  tangents  with  respect  to  the  first  tangent  a  b  as  a  meridian.  Draw  thru  the  las 
intersection  point  a  line  m  o  parallel  to  a  b,  scale  the  distance  r  •  and  m  r  and  caiculdt 
the  angle  tmr  and  compare  it  with  the  calculated  bearing  of  m  n  with  respect  to  «*,  4 

o  Protractor  Method.     A 

0 <4> *"* * 


Fig.  40 
It  is  also  advisable  to  check  the  angle  between  th 


Fig.  41 


common  method  is  to  plot  th 
line  by  means  of  a  protr^ctc 
and  scale.  Even  with  protraici 
ore  graduated  to  read  as  sxna 


1 '  of  arc  it  is  impossible  to  plot  the  line  as  accurately  as  by  either  of  the  two  method 
''nisly  described.    In  some  cases  where  a  protractor  is  used,  the  transit  line 


Art  21 


Mapping  the  Plan 


293 


WnFoB 
Wee* 


JLUGo. 


-* — *— K- 


FoetF< 


U     U — D- 
u      u     u 


tattling  w»n 


J   -»  r 


OOOQ 


Ovtttr 

Cnkert 


W      cbbt. 


CaJvect 


I  £ 


PlaeCahrecft 
Ptoftle 


FroAle 


IaietftodOktch 


J5L 


□  S.B. 

ID 

e 
© 


Ledge  Outcrop 


EfcerfOia 


M»^W«afc 


Bonding 


Bains  of  Bonding 


Oemetery 


t 


1    I    c 

i      n     r 


Wood  Bridge 


Steel  Bridge 


jl  ■  ai    j.    ■■,     ■   ■  l[f 


Maeonrj  Bridge 


8tream 


st 


■■  a   a  aV: 


Swamp 


Bench  Hark 


XJfelt*» 


61.2 


Triangnlation  Station  A 


Shore  Line 


Contour  Line* 


Fig.  42.    Topographical  Signs 
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in  ■(  each  Intersection  and  platted  parallel  to 
h,  aay  200  ft,  is  plotted  beyond  each  in  ten 
ad  in  used  In  preparing  plans  in  some  of  the  t 
■ctlon  linn  of  the  U.  S.  Lend  Survey  and  hen 


3  long  edge  of  the  paper,  A  snutll 
ion  as  shown  in  Fig.  41.  This 
tern  states  where  the  roads  follow 
liave  but  very  few  sharp  angle*. 
en  the  plotting  of  the  tangents 
.nd  marked  on  the  plan,  using  the 
'his  completes  the  plotting  of  the 

re  now  platted  with  reference  to 


The  Topographical  Derails  taken  in  the  survey 
the  plotted  transit  line.     Some  of  the  topographic 

Street   Surveys.      Plans   of   individual    streets*  are   plotted   in   a   similar 
manner  to  those  of  road  surveys. 

Drawing  Paper.      Detail  paper  for  mapping  surveys  can  be  obtained  in 
sheets  or  rolls  of  various   sites      The  paper  is  made  in  different  grades. 


-    nti!     L«J  | 
'-•■  v:.  '1  *_; 

f=1    si  llr— i      |"H 


i  iii 
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It  is  advisable  to  use  a  grade  of  paper  that  is  fairly  heavy,  will  take  ink 
and  pencil  well,  that  erasures  can  be  made  on  without  destroying  the  sur- 
face, and  of  a  texture  and  color  that  will  aland  rough  handling  and  not  be 
easily  susceptible  to  shrinking  or  stretching.  Rolls  may  be  obtained  in 
s  widths,  from  24  up  to  72  in  and  in  lengths  from  10  up  to  100  yds, 
'    '  l    plot  ting   the   plan    isj 


-Tiontal    Scale.     The   horiiontal   scale   used   i 
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(Rurally  either  40,  SO  or  100  ft  to  the  inch.  The  largo  scale  is  more  con- 
renient  from  the  standpoint  of  studying  the  plan,  but  the  small  scale  is 
preferred  by  some  because  of  the  consequent  reduction  in  the  sue  of  the  plan. 
Tricing*  are  made  from  the  plan  when  it  is  completed  so  that  blue-printa 
may  be  prepared.     The  tracings  are  inked  on  linen  tracing  cloth  usually  on 


PROFILE 
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the  dull  side.  The  tracing  may  be  made  the  same  size  as  the  plan  shoot 
but  it  is  better  to  trace  the  plans  on  sheets  of  a  standard  and  uniform  size, 
say  24  by  36  in.  These  sheets  are  then  bound  together  and  are  much 
more  convenient  to  use  in  the  field  than  a  long  continuous  roll. 

Portions  of  two  completed  plans  and  profiles  are  shown  in  Figs.  43  and  44, 
one  of  which  shows  the  plan  with  contour  lines. 

22.    Mapping  the  Profile 

The  Profile  should  show  the  elevations  of  the  ground  along  the  proposed 
center  line.  If  the  transit  line  is  the  proposed  center  line,  the  elevations 
for  plotting  the  profile  can  be  obtained  from  the  notes.  If  the  proposed 
center  line  departs  from  the  transit  line,  profile  elevations  may  be  read 
off  from  the  plotted  cross-sections.  The  elevations  of  car  tracks,  bridge 
openings,  manholes,  culverts,  corner  boards  of  houses,  curbs  and  ditch 
lines  are  also  sometimes  plotted  on  the  profile.  This  information,  when 
plotted  on  the  profile,  is  of  great  help  in  establishing  the  finished  center 
line  grade,  which  is  also  drawn  on  the  profile. 

The  profile  may  be  drawn  on  the  same  sheet  as  the  plan,  in  which  case 
it  is  placed  generally  at  the  bottom  of  the  sheet  below  the  plan  so  that  the 
stations  of  the  plan  will  be  approximately  above  the  corresponding  stations 
of  the  profile.  A  long  base  line  is  drawn  called  a  datum  line  and  am  eleva- 
tion given  it  sufficiently  low  so  that  the  profile  line  will  not  come  below 
it  at  any  point.  This  line  is  stationed  to  correspond  with  the  stations 
of  the  survey  where  center  line  elevations  have  been  taken.  The  same 
horizontal  scale  is  employed  that  was  used  in  plotting  the  plan.  Per- 
pendiculars to  the  base  line  are  erected  at  these  points  and  the  elevations 
of  the  points  scaled  off  with  reference  to  the  elevation  of  the  datum  line. 
The  points  thus  established  are  joined  together  by  a  line  and  the  elevations 

and  stations  of  the  points  are  written  along  the  per- 
pendicular lines,  the  stations  usually  below  the  datum 

,     ,    j     j    -> line  and  the  elevations  directly  above  (see  Fig.  45). 

t\  t\   »|   3!  8'  ^T^l     The  other  information  mentioned,  with  the  exception 

{     ^EijikMJ.yxt  "!   H     of  the  finished  center  line  grade,  is  plotted  in  a  simi- 
?         ?         5         ?    lar  manner.     It  is  advisable  to  ink  in  the  different 
"pi J  45  lines  of  the  profile  after  the  plotting  has  been  checked 

since  frequent  erasures  are  necessary  in  establishing 
the  grade  line.  The  different  lines  of  the  profile  can  be  readily  distinguished 
from  each  other  by  using  different  colored  inks  or  by  using  broken  or  dot 
and  dash  lines  to  designate  them.  To  lessen  the  work  of  drawing  per- 
pendiculars to  the  datum  line  in  case  of  a  profile 
having  a  great  difference  in  elevation  of  the  high  and  t  ^ 
low  points,  the  datum  line  is  broken  as  shown  in  Fig.  sjbCmooI 
46.  Profiles  may  also  be  plotted  on  standard  profile  -  -|  £■  -, 
paper  or  cloth.     The  plotting  in  this  case  is  much  n.*M*° 

simplified  as  no  scaling  has  to  be  done  and  no  verti- 
cal lines  have  to  be  drawn. 

Profile  Paper  and  Cloth  are  manufactured  in   20  Fig.  46  "" 

and  50-yd  rolls  of  drawing  paper  unmounted  and 

mounted,  tracing  paper  and  tracing  cloth.  The  rolls  are  ruled  off  (sec 
Fig.  47)  with  vertical  and  horizontal  lines  in  three  styles  or  scales  called 
Plates  A,  B  and  C.     In  Plate  A  there  are  4  vertical  spaces  and  20  hori- 

ntal  spaces  to  the  inch.     Plate  B  has  4  vertical  and  30  horizontal  anc 
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Fig.  47 


Plate  C,  5  vertical  and  25  horizontal  spaces  to  the  inch.  Rolls  may  be 
obtained  with  either  red,  orange  or  green  lines  and  having  engraved 
widths  of  9,  10  or  20  in.  Profile-plan  paper  or  cloth  may  be  obtained 
ia  mntinuous  rolls  which  is  very  convenient  for  plotting  of  road  surveys. 
In  this  style  of  paper  the  profile  ruling  with  its 
margin  is  only  half  the  width  of  the  paper,  the  g" 
other  half  being  left  blank  for  the  plan  drawing.  || 

Vertical  and  Horizontal  Scale.  The  same 
horizontal  scale  is  used  as  that  in  making  the 
piio.  The  vertical  scale  is  made  larger  so  that 
the  details  of  the  profile  are  more  clearly  brought 
out  If  a  horizontal  scale  of  40  ft  to  1  in  is 
wed,  the  vertical  scale  is  usually  8  ft  to  1  in.  If  the  horizontal  scale  is 
^0  ft  to  1  in,  the  vertical  scale  is  10  ft  to  1  in.  If  the  horizontal  scale  is 
100  ft  to  1  in,  the  vertical  scale  is  20  ft  to  1  in.  In  other  words,  the  vertical 
sate  is  usually  five  times  greater  than  the  horizontal  scale. 

Tracing.  When  the  profile  is  drawn  on  the  same  sheet  as  the  plan  it  is 
dually  also  traced  on  the  plan  tracing.  When  some  form  of  standard 
transparent  profile  paper  or  cloth  is  used  blue-prints  can  be  prepared 
directly  from  these  drawings.  The  prints  may  be  made  in  long  rolls  and 
tben  cut  into  sheets  of  a  convenient  size  for  field  use. 

23.    Mapping  Cross-Sections 

The  Cross-Sections  are  mapped  from  the  cross-section  levels  usually  on 
sane  standard  form  of  profile  or  cross-section  paper.  Sometimes,  however, 
then  the  sections  have  only  been  taken  at  infrequent  intervals,  they  may 
be  drawn  on  the  same  sheet  as  the  plan  and  profile,  but  this  method  is  not 
ncommended.  The  points  in  any  cross-section  are  plotted  to  the  desired 
*"*J*  with  reference  to  one  of  the  vertical  lines  of  the  paper  as  a  transit 
fc»  and  one  of  the  horizontal  lines  whose  elevation  is  assumed.  The 
plotted  points  are  joined  together  by  straight  lines.  The  station  number 
ttd  elevation  of  line  from  which  the  points  were  plotted  are  written  below 
**h  plotted  section  (see  Fig.  48).    The  cross-sections  should  be  checked 

and  inked.     Another  method 
fcfe3^=-£-Ei  =  &^  of  mapping  the  cross-sections 

is  to  lay  a  sheet  of  tracing 
paper  over  a  piece  of  cross- 
section  or  profile  paper  and 
plot  the  points  on  the  tracing 
paper,  the  piece  of  engraved 
^**  paper  underneath    serving    as 

&*  scale.  This  method  involves  less  expense  for  paper,  the  plotting  can 
I*  just  as  quickly  done,  and  if  the  areas  are  to  be  determined  by  plani- 
^tter,  the  estimating  can  be  done  as  rapidly.  The  tracing  paper,  how- 
**?,  u  more  susceptible  to  changes  in  dimension  which  become  ap- 
frtiit  if  final  cross-sections  are  plotted  on  the  original  cross-sections. 
Eas  same  trouble  would  not  occur  if  the  sections  are  plotted  on  the  profile 
•  eross-fiection  paper  itself.  Where  contour  lines  have  been  run,  cross- 
tetioiis  may  be  drawn  by  taking  a  section  at  right  angles  to  the  transit 
fc*  at  any  point  and  plotting  the  contour  elevations  at  their  respective 
fetaces  out  on  this  section  line  from  the  transit  line. 

Crctt-Section  Paper  may  be  obtained  in  rolls  engraved  with  squares  10 
kf  10  or  H  by  8  to  the  inch  with  the  engraving  20  to  30  in  wide.     It  is  al  " 
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made  in  sheets  about  16  by  20  ruled  in  squares  16  by  16,  12  by  12,  10  by  lO 
8  by  8,  5  by  5  to  the  inch.  All  of  these  standard  rulings  are  printed  or 
tracing  paper  and  some  may  be  obtained  on  tracing  cloth.  When  a  scah 
of  4  or  5  ft  to  the  inch  is  adopted,  Plate  A  or  Plate  C  profile  paper  is  con- 
venient to  use. 

The  Vertical  and  Horizontal  Scale  is  made  the  same  in  plotting  tH« 
cross-sections.  More  accurate  estimates  of  earthwork  can  be  made  if  f 
large  scale  is  used,  hence  a  scale  of  either  4  or  5  ft  to  the  inch,  for  ordin&rs 
conditions,  is  recommended.  A  scale  of  10  ft  to  the  inch  is.sometimei 
employed,  but  it  is  too  small  unless  the  cuts  and  fills  are  going  to  be  ex- 
tremely heavy  as  in  railroad  work  when  the  use  of  a  small  scale  may  hn 
warranted. 

Blue-Prints  of  the  cross-sections  are  made  in  the  same  manner  as  blue- 
prints of  profiles  are  prepared. 

24.    Topographical  Maps 

A  Topographical  Survey,  if  based  on  a  system  of  triangulation,  is  mappec 
by  first  plotting  the  triangulation  points.  If  the  area  is  a  small  one  lilcx 
that  of  a  city,  the  convergence  of  the  meridians  may  be  neglected  and  thu 
triangulation  points  arc  plotted  by  means  of  their  rectangular  coordinates 
The  drawing  for  this  purpose  is  ruled  off  into  large  squares. 

If  the  area  is  extensive  like  that  of  a  state,  the  polyconic  method  oi 
projection  is  used  to  plot  the  meridians  and  parallels  of  latitude  and  tb« 
triangulation  points  are  then  plotted  by  means  of  their  latitudes  anc 
longitudes.  The  parallels  and  meridians  everywhere  intersect  at  right 
angles.  Tables  giving  coordinates  of  curvature  are  indispensable  for  laying 
off  the  parallels  and  meridians  for  polyconic  projection.  Extended  tables 
in  meters  will  be  found  in  Appendix  No.  6  of  the  Report  of  the  U.  S.  Coast 
and  Geodetic  Survey  for  1884  and  a  similar  one  for  the  English  system  in 
Woodward's  Geographical  Tables  published  by  the  U.  S.  Smithsonian 
Institution. 

When  the  triangulation  points  have  been  plotted,  the  closed  traverser 
may  be  drawn  on  the  map  and  the  topographical  detail  filled  in  by  methods 
previously  described.  A  topographical  map  of  a  city  should  show  contours 
at  an  interval  not  greater  than  5  ft. 

Mounted  Paper  is  used  more  extensively  for  mapping  surveys  of  this 
character  than  any  other.  It  is  manufactured  in  sheets  or  rolls  of  varying 
widths  and  is  less  susceptible  to  changes  than  the  plain  drawing  paper. 

Scales  Used.  There  is  a  wide  variation  in  the  scales  used  in  preparing 
topographical  maps,  depending  upon  the  purpose  for  which  the  map  ig 
to  be  used.  A  map  for  a  city  survey,  if  drawn  to  a  scale  of  200  ft  to  the 
inch,  makes  it  possible  to  represent  a  large  area  on  a  sheet  of  practicable 
size  and  have  the  topography  in  sufficient  detail  for  purposes  of  studv 
Sectional  plans  can  be  made  of  any  portion  of  the  map  to  as  large  a  scale 
as  desired  in  working  out  details  for  any  locality.  Scales  as  large  as  40 
or  50  ft  to  the  inch  are  convenient  for  this  purpose,  altho  a  scale  as  larscs 
as  20  ft  to  the  in  is  sometimes  used.  The  field  maps  of  the  U.  S.  Coast 
and  Geodetic  Survey  are  usually  plotted  on  a  scale  of  nrVoTTt  while  sotne 
special  maps  are  plotted  with  a  scale  of  10*53  .  The  U.  S.  Geological  Survev 
uses  a  scale  of  jTrtaff  in  plotting  their  field  maps. 

Maps  for  an  Extensive  Area  can  be  reproduced  to  a  very  small  scale  bv 

— "ins  of  photo-lithography  so  as  to  be  contained  on  a  sheet  of  convftnieJ; 

In  this  process  the  maps  of  the  area  are  plotted  and  combined  into 
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m  number  of  sectional  maps.  These  sectional  maps  are  then  photographed 
and  the  negatives  of  the  different  maps  are  carefully  matched  together  and 
lithographed.  The  scale  of  lithograph  maps  of  the  U.  S.  Geological  Survey 
*■  ti  ioo  or  irsSnnh  the  first  being  nearly  equivalent  to  1  mile  to  the  inch. 

26.    Photo  Printing 

Photo  Printing  is  a  process  for  copying  drawings  by  means  of  light  in  a 
similar  manner  that  prints  are  made  from  a  photographic  negative.  There 
are  two  different  processes  in  general  use  as  follows:  Blue-print,  negative, 
white  lines  on  blue  background;  black  line  or  blue  line  print,  positive, 
black  or  blue  lines  on  white  background. 

Blue-Prints.  The  drawing  must  be  made  with  ink  on  some  transparent 
material,  usually  tracing  paper  or  tracing  cloth.  The  drawing  is  placed 
inked  side  up  over  a  sheet  of  sensitized  paper  or  cloth.  Both  sheets  are 
then  placed  in  a  printing  frame  with  the  drawing  uppermost  and  exposed 
to  sunlight  or  a  strong  artificial  light  for  a  short  period.  The  length  of 
exposure  will  depend  upon  the  kind  of  paper  used  and  the  strength  of  the 
light.  After  proper  exposure  the  printing  paper  or  cloth  is  removed  from 
the  frame,  washed  thoroly  in  water  and  hung  up  to  dry.  All  marks  on 
the  drawing  will  show  white  on  the  print,  the  remainder  of  the  print  being 
blue.  A  blue-print  is  called  a  negative  print  since  it  is  like  the  photographic 
negative  in  that  the  light  and  dark  colored  parts  of  the  print  correspond 
to  dark  and  light  colored  parts  of  the  object. 

Black  or  Blue  line  Prints.  The  tracing  is  placed  inked  side  down  against 
a  specially  prepared  sheet  of  sensitized  paper  in  a  printing  frame  and  exposed 
to  the  light  as  in  the  former  case.  The  sensitized  paper  is  then  washed 
in  water  for  5  min,  in  a  solution  of  hyposulphite  and  water  for  5  min  and 
again  in  clear  water  for  20  min.  The  drawing  will  then  appear  on  the  sheet 
as  white  transparent  lines  on  a  brown  background.  This  sheet  when  dry 
may  then  be  used  as  any  ordinary  tracing  to  make  either  blue  line  prints 
or  black  line  prints  in  the  same  manner  that  blue-prints  are  made  and 
on  a  similar  kind  of  sensitised  paper. 

Printing  Machines  are  used  in  large  offices  instead  of  the  ordinary  print- 
ing frames.  Essentially  the  machines  consist  of  a  cylindrical  glass  shell 
around  which  the  drawing  and  sensitized  paper  are  wrapped  and  held  in 
plane  by  a  curtain.  Light  is  furnished  from  a  strong  electric  light.  There 
are  different  styles  of  these  machines  some  of  which  are  limited  as  to  the 
tut  of  drawing  they  will  accommodate.  Some  styles  are  adaptable  for 
■miriwg  prints  of  a  width  equal  to  the  widest  rolls  of  paper  andDf  a  length 
■anted  only  by  the  length  of  paper  in  the  roll. 

GRADES,  VERTICAL  CURVES,  CROWNS  AND  ESTIMATES 

26.    Establishing  the  Grade 

Determining  the  Grade.  Factors  which  have  to  be  considered  in  deter- 
mining the  finished  grade  of  a  road.or  street  are  discussed  in  Sects.  4,  6 
tad  7.  The  profile ,  plan  and  cross-sections  should  be  carefully  studied  with 
there  points  in  mind.  Some  points  will  be  determined  on  the  profile  which 
the  renter  line  grade  must  meet.  The  problem  is  then  to  establish  a  grade 
Kae  that  will  conform  to  these  limiting  points  and  satisfy  the  other  con- 
siderations. It  is  generally  desirable  to  obtain  a  grade  such  that  the  cuts 
and  fills  will  balance.     Other  considerations,  however,  may  be  so  important 
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as  to  make  the  balancing  of  the  cuts  and  fills  impractical  or  uneconomical. 
The  best  way  to  fit  a  grade  line  to  the  profile  after  the  limiting  points  have 
been  established  is  to  take  a  piece  of  thread  and  use  it  as  the  grade  line 
instead  of  drawing  trial  lines  on  the  paper.  Different  positions  of  the 
grade  line  can  be  examined  by  stretching  the  thread  between  different 
points  and  moving  one  end  or  the  other  up  or  down.  In  this  way  a  number 
of  different  grade  lines  may  be  examined  without  drawing  any  lines  on  the 
profile.  Each  line  may  be  studied  with  reference  to  how  it  fits  the  plan 
and  cross-sections  at  critical  points.  A  grade  line  is  finally  found  by  this 
trial  method  that  seems  best  to  fit  the  conditions  imposed.  This  line  is 
drawn  on  the  profile  in  pencil  and  the  elevations  of  the  grade  line  inter- 
sections and  the  rates  of  grade  between  intersections  are  calculated.  On 
road  plans  it  is  not  necessary  to  figure  grade  elevation  or  rates  of  grade 
closer  than  hundredths,  whereas  on  street  plans  the  computations  may 
have  to  be  carried  to  thousandths. 

N.  Y.  State  Highway  Comm.  Rules.  "Grade  lines  shall  be  drawn  only  after  careful 
consideration  of  all  the  data  available,  and  shall  be  adjusted  until  the  desired  result 
is  obtained.    The  following  should  be  carefully  considered: 

1.  The  recommendation  of  the  inspection  notes. 

2.  The  relative  importance  of  the  highway;  the  character  of  the  traffic;  and  the 
direction  of  the  heavy  traffic,  the  maximum  grade  not  necessarily  being  the  same 
in  both  directions. 

3.  Drainage. 

4.  The  character  of  the  soil  and  old  road-bed. 

6.  Houses,  shade  trees,  intersecting  driveways,  etc. 

'     6.  The  avoidance,  wherever  practicable,  of  reverse  grades  on  long  hills. 

7.  The  distorted  scale  of  the  profile. 

"Maximum  grade  is  to  be  determined  for  each  highway  separately  and  all  eon- 
trolling  features  must  be  taken  into  consideration.  It  shall  be  referred  to  the  Division 
Engineer  if  greater  than  7%  is  necessary.  In  general,  adverse  grades  and  grades  less 
than  200  ft  long,  should  be  avoided.  Grades  should  be  kept  down  to  6%  where  possible, 
to  avoid  paving  the  gutters.  When  a  5%  is  not  feasible,  in  most  cases  it  would  be 
economical  to  increase  at  once  to  a  7%  unless  the  highway  has  already  been  graded  to 
some  intermediate  rate.  No  7%  grade  should  be  allowed  less  than  800  ft  long  unless 
one  end  is  fixed  by  some  unchangeable  structure,  as  a  large  bridge  or  railroad  grade 
crossing. 

"Except  in  very  flat  country  where  the  excavation  is  naturally  light,  railroad  grades 
with  long  tangents  should  be  avoided  as  they  usually  require  long  shallow  cuts  and  fills, 
both  of  which  are  undesirable,  the  former  on  account  of  unnecessary  excavation,  the 
latter  because  of  the  danger  of  requiring  extra  foundation.  Long  fills  may,  however, 
be  made  where  recommended  by  inspection  either  to  raise  above  highwater  mark 
or  to  obviate  the  need  of  stone  sub-base.  Care  should  be  taken  in  raising  the  roadway 
at  either  end  of  a  bridge  or  at  either  side  of  a  large  culvert,  that  the  structure  be  not 
endangered  by  the  closing  of  flood  channels.  In  all  such  cases  where  the  roadway 
Is  liable  to  flood,  level  grades  are  required;  they  will  not  be  permitted  under  any 
other  conditions.  Where  the  roadway  grade  is  less  than  0.4%,  the  gutters  should  be 
graded  independently  of  the  roadway  so  as  to  have  the  0.4%  grade  as  a  minimum. 

"It  is  desirable  to  place  the  pavement  without  breaking  up  the  present  traveled 
road-bed,  and  with  as  little  filling  as  possible,  if  a  reasonably  smooth  grade  can  be 
obtained  while  so  doing. 

"Changes  in  rate  of  grade  of  more  than  2%  should  be  eased  by  vertical  curves  of 

100  to  300  ft  in  length  according  to  condition*.     Tangents  between  vertical  curves 

opposite  in  direction,  should  not  be  less  than  100  ft  in  length.     As  far  as  practicable 

rates  of  grades  should  be  established  exactly  at  even  tenths  percent.    The  middle 

G2  —  Gl        LENGTH 
correction  for  vertical  curves  may  be  figured  by  the  formula - X 
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Gl  and  (72  being  the  rates  of  the  two  intersecting  grades;   intermediate  corrections, 
^-»T  as  the  square  of  their  distance  from  the  nearest  end  of  curve," 
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Tfcc  Rate  of  Grade  is  its  rise  or  fall  in  feet  for  a  length  of  100  ft  and  is 
anally  expressed  as  a  percentage  thus:  3.84%  rise,  meaning  that  the 
fine  rises  3.84  ft  for  every  100  ft  of  horizontal  distance.  Rising  grades 
a©  also  described  as  up  or  +  grades;  falling  grades  as  down  or  —  grades. 
Table  VIII  (13)  shows  the  increased  distance  in  surface  measurement 
over  horisontal  distance  for  the  several  grades  for  each  1000  ft. 

Table  VIH 


Percent  of 
Grade 

Distance 

Percent  of 
Grade 

Distance 

1.0 

1000.05 

8.0 

1008.19 

1.5 

1000.11 

8.6 

1003.69 

2.0 

1000.19 

9.0 

1004.04 

2.5 

1000.31 

9.5 

1004.50 

S.O 

1000.45 

10.0 

1004.99 

3.5 

1000.61 

10.5 

1005.49 

4.0 

1000.79 

11.0 

1006.08 

4.5 

1001 .01 

11.5 

1006.69 

5.0 

1001.25 

12.0 

1007.17 

5.5 

1001.51 

12.6 

1007.78 

6.0 

1001.79 

13.0 

1008.41 

6.5 

1002.11 

13.6 

1009.07 

7.0 

1002.44 

14.0 

1009.75 

7.5 

1002.80 

14.5 

1010.46 

15.0 

1011.18 

For  road  plans  it  is  customary  to  change  the  rate  of  grade  at  some  50 
or  100-ft  station  and  to  adjust  the  elevations  so  that  the  rate  of  grade  is 
dmsible  by  two,  which  considerably  facilitates  the  computations  when 
the  grade  has  to  be  figured  for  each  50-ft  station. 

On  street  plans  it  is  customary  to  make  the  grade  a  uniform  rate  between 
two  streets  unless  such  procedure  would  result  in  a  flat  grade  or  the  topog- 
raphy is  such  as  to  prevent  it  being  done.  Adjusting  the  elevations  of  the 
trade  table  at  street  intersections  will  also  cause  some  modification  of  the 
grade  between  the  intersection  of  the  center  lines  of  the  streets  and  the 
hmM^ig  lines.  The  grade  points  will  frequently  come  at  odd  stations  and 
necessitate  figuring  the  grades  to  the  nearest  thousandth  of  a  foot  in  order 
to  make  the  computations  correct. 

After  the  uniform  rates  of  grade  have  been  calculated,  vertical  curves 
tre  figured  as  described  in  Art.  27  and  drawn  on  the  profile  where  necessary'. 
Grade  elevations  at  intersecting  roads  or  streets  are  calculated  as  explained 
b  Art  27.  On  road  plans  the  center  line  grade  of  finished  road  is  drawn  in 
on  the  profile.  Sometimes  the  grade  elevation  for  each  station  is  placed 
vertically   above   the  station  and 

8     3     S 


above  the  ground  line.  Another 
sad  more  common  method  is  to 
give  the  rates  of  grade  where  they 


,i.M* 


are  uniform  for  a  distance  of  100   g^gf-" li!    s!    g!    ej     8!    s'     3! 
ft  or  more  and  to  give  elevations   *-*!    gl    ^!    5:    :?!    i\    si    al    5! 
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Fig.  49 


§      I     § 


for  all  stations  of   vertical  curves 

and  points  of  intersection  of  grade 

last.     Fie>  49  represents  the  last 

sanfeod  of  recording  the  grade  on  the  plan.     On  street  plans  the  grade 

las  of  the  center  of  the  street  may  be  shown  on  the  profile  or  the  grade 
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line  of  the  curbs  on  either  side  of  the  street  may  be  shown  (see  Fi£ 
50).  The  description  of  the  grade  may  be  made  in  a  similar  manner  t 
that  of  road  plans.  At  properly  designed  street  intersections,  howevei 
some  of  the  elevations  around  the  intersection  will  have  to  be  written  o; 
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the  plan  of  the  intersection  in  order  to  show  completely  the  proposed 
improvement. 

The  Scale  Used  in  plotting  the  grade  is  the  same  as  the  scale  of  the  profile 
on  which  it  is  drawn. 

111.  State  Highway  Comm.  Experimental  Scales  (21).  "  The  regular  scale  for  profiles 
is,  1  in  equals  8  ft  vertical  and  1  In  equals  80  ft  horizontal,  or  a  distortion  of  horizontal 
to  vertical  of  10  to  1.  This  scale  works  in  exceptionally  well  with  the  filing  system 
and  it  was  hardly  thought  necessary  at  this  time  to  consider  changing  this  scale.  Row- 
ever,  there  was  worked  up  in  the  office,  grade  line  and  earthwork  computations  on  68 
Stations  of  road  on  Route  5  Moultri  County.  This  road  was  to  be  10  ft  concrete  slab 
^  center  and  10  ft  earth  shoulders  on  each  side,  making  a  total  width  of  graded 
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reel  of  SO  ft.  When  this  grade  line  was  plotted  using  the  regular  scale  quantities  for 
tat  58  Stations  there  were  8474  cu  yd  of  earth  excavation  in  cut.  After  two  or  three 
mb  the  name  man  plotted  this  profile  on  a  scale  1  in  equals  8  ft  vertically  but  chang- 
isg  the  horizontal  scale  so  that  1  in  would  equal  16  ft,  making  the  distortion  between 
mi  horizontal  and  vertical  scales  only  2  to  1.  He  replotted  this  grade  hne  and  com* 
P«Ud  quantities  of  excavation  and  the  cut  amounted  to  2831  cu  yd,  showing  a  saving 
of  M3  en  yd  of  excavation  by  using  the  more  nearly  natural  scale.  This  road  is  on 
gaoy  rolling  country  and  black  loam  soil.  The  reason,  of  course,  for  the  difference 
b  the  two  methods  is  due  to  the  fact  that  when  the  scales  are  so  greatly  distorted 
h  aa  constant  temptation  for  the  men  plotting  the  grade  line  to  want  to  cut  off  every 
bump  that  appears  on  the  ground  line.  When  the  scale  is  plotted  to  more  nearly 
lateral  scale  the  men  see  that  the  grade  could  be  laid  along  the  ground  practically  as 
It  is  without  causing  any  bad  effects  after  the  road  is  constructed.  It  is  not  practical, 
of  course,  to  make  the  regular  plans  on  as  nearly  a  natural  scale  as  this  experiment 
was  conducted.  It  is,  however,  perfectly  feasible  to  plot  the  profile  a  second  time, 
this  natural  scale  and  replot  the  grade  line  after  it  had  been  established  and 
itllh.ni  computed.  Granting  that  there  might  not  be  any  saving  in  time  of  the 
ennputations  of  quantities  in  computing  the  grade  hne,  it  would  not  take  more  than 
two  man-hoars'  extra  work  to  use  the  two  scales  than  it  would  the  one,  and  there  would 
esrtamly  he  a  big  saving  in  the  amount  of  excavation." 

An  Estimate  of  Quantities  is  made  for  the  established  grade.  If  this 
estimate  is  not  satisfactory,  the  grade  is  revised  and  other  estimates  made 
until  the  desired  conditions  are  fulfilled. 

A  Field  Examination  of  the  grade  is  of  the  utmost  value.  Before  the 
filial  adoption  of  a  grade  line,  an  examination  of  the  established  grade 
should  be  made  on  the  ground  of  the  proposed  improvement.  Information, 
which  cannot  be  obtained  from  the  survey  notes,  may  be  obtained  in  this 
way  which  makes  a  revision  of  the  grade  advisable. 

K.  T.  Stats  Highway  Comm.  Practice.  "Before  commencing  an  Inspection,  the  in- 
formation obtained  by  the  survey  party  should  be  reviewed,  and  note  made  of  any 
failure  to  secure  full  information.  The  kind  and  location  of  available  road  material 
should  he  investigated  thoroly,  the  data  obtained  by  the  survey  party  fully  checked, 
and  all  possible  additional  data  procured.  Unless  a  blue-print  of  the  plans  can  be 
<ihtameH,  the  profile  and  transit  notes  must  be  carried  on  all  inspections,  and  all  in- 
spection notes  must  be  entered  in  the  back  portion  of  the  book.  The  inspection  shall 
be  made  by  walking  over  the  highway,  using  a  conveyance  only  to  arrive  at  or  leave 
the  highway. 
"Recommendations  must  be  made  in  every  case  in  regard  to  the  following  matters: 
L  The  kind  and  width  of  pavement  and  the  typical  section  to  be  used  in  improving 
the  highway. 

2.  The  location  and  size  of  all  new  culverts  and  ditch  crossings,  and  the  action  to 
he  taken  in  each  case  regarding  old  culverts.  It  must  be  remembered  that  except 
m  free  percolating  soils  the  desirable  maximum  length  of  drainage  accumulations  in 
tee  gutters  is  about  900  ft.  Outlets  for  gutters  should  be  provided  as  frequently 
as  practicable;  where  a  new  culvert  will  have  to  be  and  can  be  built  to  provide  such 
outlet,  it  should  be  so  placed  as  to  care  for  600  to  900  ft  of  roadway  in  either  direction. 

3.  The  change  necessary  or  advisable  in  the  new  grade  line  as  drawn  on  the  profile. 

4.  The  advisability  of  acquiring  additional  land  to  improve  the  alignment,  and 
ewpfhmislly  fuD  information  if  an  additional  survey  will  be  required. 

fi.  The  condition  of  existing  retaining  walls  and  advisability  of  retaining,  rebuilding, 
i apis  i  ins,  with  slope  wall  or  new  concrete  wall. 

6.  The  location  of  all  necessary  under  drains,  telford  base  or  sub-bottom,  with 
statement  as  to  the  kinds  available,  deep  ditches,  or  other  construction  necessary  to 
secure  a  firm  subgrade. 

7.  The  need  of  cobble  gutters  in  violation  of  the  regular  5%.  rule  because  of  soil 
conditions,  that  is,  cobble  gutters  needed  on  5%  or  under,  and  where  they  may  be 
itisjw  nsi  il  with  on  grades  over  6%,  and  whether  the  soil  requires  cement  joints. 

"The  desire  of  the  local  county  and  town  superintendent  in  regard  to  the  nature  of 
the  iianioveiaent  must  be  learned  and  recorded.    Consultation  with  prominent  rest. 
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dents  along  the  line  of  the  highway  is  advisable,  and  a  statement  of  their  opinion  should 
be  received  and  noted." 

Mass.  State  Highway  Comm.,  Division  Engineer's  Report  "  These  plans,  profiles* 
and  crocs  sections  are  then  sent  to  the  division  engineer  in  whose  division  the  improved 
ment  is  projected.  The  division  engineer  studies  the  proposed  changes  in  grade  and 
alignment  on  the  ground,  and  then  makes  a  preliminary  report  to  the  chief  engineer 
on  a  standard  printed  form.  This  report  consists  of  six  foolscap  sheets,  joined  at  the 
top,  designed  to  be  folded  and  filed,  4  by  S}4  in.  After  noting  the  date  of  the  receipt 
of  the  plans,  and  of  the  examination  of  the  road,  the  division  «fgfw*My  fills  in  the  follow* 
ing  printed  queries  and  explanations: 

1.  Present  road  surface,  character  of. 

2.  Surface  sections  and  alignment,  discussion  of.  Division  engineers  are  expected 
to  recommend  the  section  of  broken  stone  which  will  be  most  economical  and  satisfac- 
tory in  each  case.  It  is  not  necessary  that  the  same  section  shall  be  adopted  thruout 
the  entire  length  of  the  road.  When  a  change  in  section  will  result  in  a  saving  of  stone 
by  taking  advantage  of  existing  conditions,  such  a  change  should  be  recommended. 

3.  Location  lines,  discussion  of.  If  changes  can  be  made  so  as  to  avoid  unnecessary 
lanj}  damages,  division  engineers  are  expected  to  recommend  them. 

4.  Grade  submitted,  discussion  of,  with  recommendations. 

5.  Street  railway  tracks.  Division  engineers  will  state  whether  the  present  align- 
ment and  grade  are  satisfactory,  and  if  not,  what  changes  are  necessary. 

6.  Borrow  and  gravel,  material  suitable  for,  location  and  quality  of.  Give  sufficient 
data  to  permit  approximate  estimate  of  overhaul. 

7.  Culverts,  bridges  and  catch  basins.  All  structures  with  a  span  greater  than 
8  ft  will  be  classed  as  bridges.  Division  engineers  will  give  such  information  as  they 
can  secure  concerning  drainage  areas.  When  it  appears  to  be  necessary  to  obtain 
easements  for  the  discharge  of  culverts  on  private  land,  mention  should  be  made  of  the 
matter  under  this  heading. 

8.  Bituminous  treatment,  discussion  of. 

9.  Foundations  and  drains,  recommendations  concerning. 

10.  Guard  rail,  recommendations  as  to  location  of. 

11.  Trees,  value  of,  for  shade. 

12.  Ledge  and  other  materials,  not  otherwise  enumerated. 

18.  Prices  recommended  for  use  In  the  preparation  of  the  estimates  and  contracts. 
Here  follows  a  list  of  operations  and  materials  with  price  per  unit:  Excavation,  earth; 
excavation,  borrow,  not  including  overhaul;  excavation,  ledge;  masonry;  concrete, 
not  including  cement  and  steel;  gravel;  broken  stone  on  cars;  broken  stone  on  roads; 
unloading  stone;  stone  at  crusher;  breaking  stone;  teaming  stone;  spreading  stone; 
watering  stone;  rolling  stone;  supervision;  total  for  broken  stone;  bituminous  treat- 
ment, not  including  bituminous  material;  various  sixes  of  culvert  pipe;  guard  rail; 
stone  filling  in  place;  cobblestone  gutters;  delivering  and  setting  bounds;  catch-basins, 
not  including  frames  and  grates. 

14.  Provisions  for  taking  care  of  travel  during  construction. 

15.  Remarks. 

"This  scheme,  as  readily  perceived,  gives  adequate  Information  to  the  Commission 
and  to  the  engineers  in  the  main  office,  where  specifications  and  contracts  are  drawn. 
Ample  information  regarding  kind,  character  and  method  of  improvement  it  is  desirable 
to  make  is  given  so  that  final  plans,  profiles  and  specifications  may  be  drawn  that  will 
properly  fit  the  local  conditions." 

27.    Vertical  Curves 

A  Vertical  Curve  is  a  parabolic  or  circular  curve  drawn  tangent  to  two 
intersecting  grades  so  that  the  transition  from  one  rate  of  grade  to  another 
will  not  be  abrupt.  The  form  of  curve  most  generally  used  is  the  parabola. 
The  length  of  curve  varies  depending  upon  the  algebraic  difference  in  the 
rates  of  the  intersecting  grades.  Experience  has  proved  that  the  following 
lengths  will  make  satisfactory  curves:  100  ft,  200  ft,  300  ft  for  algebraic 
'"fftrences  in  grades  between  1  and  3,  3  and  6,  and  more  than  6  respectively. 
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Constructing  the  Cure.  In  Fig.  51  let  a  b  and  b  e  be  two  grades  inter- 
ectiag  at  b.  The  curve  is  tangent  to  the  two  grades  at  m  and  n.  Draw 
tfce  chord  m  n.  The  horizontal  distances  between  m  and  o,  o  and  b,  b  and 
p,  p  and  n  are  equal  and  correspond  to  the  station  interval.  The  vertical 
ewe  menisa  parabola,  x  and  y  are  the  abscissa  and  ordinate  respectively  of 
any  point  on  the  curve  measured  from  e  as  an  origin,  with  the  tangent  to 
the  curve  at  e  as  one  of  the  coordinate  axes.  The  ordinate  y  is  always 
expressed  as  a  fractional  part  of  fm  or  fn  and  the  abscissa  x  =*  y2x  «/• 
The  elevation  of  /  is  the  mean  of  the  elevations  of  m  and  n,  and  e  is  half 
way  between  6  and  /.     The  point  e  is  thus  located.     Draw  the  tangent 


Fig.  51 

to  the  curve  thru  e.  It  will  be  parallel  tomn.  For  point  u,  y  «  o  e/mf 
*  3^  and  x  =  y* «/  =■  M  «/•  The  distance  ru*=ef  —  x  «  &«/  laid  off 
from  r  on  the  chord  mn  locates  u.  The  point  *  is  located  in  a  similar 
Banner.  The  curve  is  drawn  by  connecting  the  points  m,  u,  e,  t,  and  n. 
If  points  are  calculated  for  50-ft  intervals  along  the  curve,  they  may  be 
connected  by  straight  lines  without  appreciable  error.  A  slight  error  is 
MTolved  in  practice  because  the  coordinates  y  and  x  are  measured  parallel 
to  a  horizontal  and  vertical  axis  thru  e.  The  difference  between  these 
coordinates  and  those 
parallel  and  perpendicu- 
lar to  the  tangent  thru 
«  is  so  small,  however, 
that  it  can  be  neglected. 
Bbouaaie.  Compute  the 
vertical  curve  elevation  at 
each  50-ft  station  for  a  ris- 
fefef  4%  grade  and  a  falling 
9%  grade  which  Intersect  at 

fta.  5  at  an  elevation  of  100.  v"lfr   go 

pebraic  difference  m 
is  7  and  hence  a  300-ft  carve  is  required.    The  points  of  tangency  will  then  be 


ISO  ft  either  aide  of  the  interaection.    The  computations  are  given  below  for  different 
of  the  curve  as  shown  in  Fig.  52. 

at  /  -  (  94  +  96.5  )/2  -  94.75  ft 
Elevation  at  «  -  (100  +  94.75) /2  -  97.87  ft.  tf  -  2.62  ft 
Coordinates  for  e  and  g,  y  «•  1/3,    x  -  1/9  X  2.62  -  0.29  ft 
Coordinates  for  6  and  j,  y  -  2/8,    x  -  4/9  X  2.62  -  1.16  ft 
cd  -y»  -«/  -0.29  ft  -2.83  ft  and 


ab  -»  ij 

■ 

at. 
Bevation  at 
Etovation  at 
Bevation  at 
Elevation  at 
Elevation  at 
Elevation  at 


b 
d 

f 
h 

t 

s 


*/  -  1.16  ft  -  L46ft. 

-  94.00  +0       -  Elevation  of  curve  at  Sta.  3  +  60  -  94.00 


94.25  +  1.46  -  Elevation  of  curve  at  Sta.  4 
94.50  +  2.38  -  Elevation  of  curve  at  Sta.  4+50 

-  94.75  +  2.62  -  Elevation  of  curve  at  Sta.  5 

-  95.00  +  2.83  -  Elevation  of  curve  at  Sta.  6+50 

-  95.26  +  1.46  ■»  Elevation  of  curve  at  Sta.  6 

-  95.50  +  0       -  Elevation  of  curve  at  Sta.  6+50 
The  above  falfflftlj***1*  can  be  simplified  and  the  same  results  obtained  by  measuring 

the  offset  from  the  grade  tangents  produced  instead  of  the  chord  ia  n.    Calculate  «  ' 


-  95.71 

-  96.83 
«  97.87 

97.88 
96.71 
96.50 
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as  above,  then  « /  -  2.62  ft.  The  offsets  Cram  the  grade  tangents  produced  to  the 
curve  at  a  and  t  are  each  1/9  «/  ■=  0.29  ft,  since  in  b  »l/8tn/  and  offsets  from  the 
grade  tangents  produced  to  c  and  g  are  each  4/9  «/  ■=  1.16  ft  since  m  d  ■=  2/8  m /. 
The  remaining  calculations  are  tabulated  below. 

Sta.  3  +60    Elevation  grade  tangent  ■=  94.0     Elevation  of  curve  -  94.00 

Sta.  4  Elevation  grade  tangent  =•  96.0     Elevation  of  curve  =  96.0  —0.29  -96.71 

Sta.  4  +60  Elevation  grade  tangent  -  98.0  Elevation  of  curve  =-  98.0  - 1.16  =96.84 
Sta.  5  Elevation  grade  tangent  - 100.0     Elevation  of  curve  - 100.0  —2.62  -97.38 

Sta.  6+60  Elevation  grade  tangent  -  98.5  Elevation  of  curve  -  98.5-1.16  -97.34 
Sta.  6  Elevation  grade  tangent  =  97.0    Elevation  of  curve  -  97.0  -0.29  -96.71 

Sta.  6+60    Elevation  grade  tangent «  96.5    Elevation  of  curve-  96.60 

■ 

28.    Street  and  Road  Intersections 

Street  Intersections.  The  calculation  of  grades  at  street  intersections 
will  be  considered  in  Sect.  7.  Elevations  should  be  figured  not  only  for 
the  center  lines  of  the  intersecting  streets  but  also  for  the  curb  lines  and 
building  lines  near  the  intersection  so  that  proper  transverse  sidewalk  slopes 
result.  If  the  design  is  properly  worked  up,  all  elevations  around  the 
intersection  are  definitely  established  and  they  should  be  written  on  the 
plan  of  the  intersection.  Unless  an  intersection  is  completely  designed  and 
all  elevations  definitely  fixed  by  some  standard  method,  more  or  less  con- 
fusion will  result  on  account  of  the  different  elevations  obtained  for  the 
same  corner  by  using  in  the  computations  first  the  rate  of  grade  of  one 
street  and  then  the  rate  of  grade  of  the  intersecting  street.    - 

Road  Intersections.  Where  there  is  any  possibility  of  a  locality  becoming 
closely  built  up,  it  would  be  advisable  to  work  up  the  grades  at  the  inter- 
section in  the  same  manner  as  for  street  intersections.  A  large  percentage 
of  the  roads,  however,  run  thru  districts  that  probably  never  will  be  thickly 
settled.  In  such  cases  the  grade  of  the  improved  road  is  established  so 
that  an  easy  approach  to  it  may  be  Had  from  the  intersecting  road.  The 
intersecting  roads  are  often  unimportant  roads  infrequently  traveled  and 
hence  do  not  have  to  be  given  much  consideration.  The  profiles  taken  in 
the  survey  for  short  distances  along  each  intersecting  road  when  plotted 
on  the  cross-sections  or  profile,  may  be  studied  with  reference  to  the  new 
grade  of  the  main  road.  By  cutting  and  filling  for  short  distances  on  the 
intersecting  roads,  the  grade  may  be  changed  so  as  to  make  a  satisfactory 
approach  to  the  new  grade  of  the  main  road. 

At  the  intersections  of  the  more  important  roads  the  best  grade  can  be 
determined  by  staking  out  the  grade  planned  in  the  office  and  then  chang- 
ing it  on  the  ground  so  as  to  best  fit  the  requirements.  The  plan  grade  is 
then  made  to  agree  with  the  grade  on  the  stakes. 

29.    Crown  Formulas 

The  Crown  of  a  Roadway  is  the  difference  in  height  between  the  grade 
of  the  center  and  the  grade  of  the  sides  at  the  edge  of  the  shoulder,  edge 
of  gutter,  or  at  the  curb  line.  The  mean  transverse  slope  is  the  crown 
divided  by  half  the  width  of  roadway  over  which  the  crown  is  applied. 

-j  B--       The  cross-section  of  the  roadway 
_  ~        i  ^^^"^        surface  may  be  formed  by  two 

Fig.  68  straight  lines  meeting  at  the  cen- 

ter, or  it  may  conform  to  a  circu- 
'--or  parabolic  arc  or  to  two  flat  circular  arcs  meeting  at  the  center  (see 
^).     Numerous  formulas  have  been  derived  by  which  the  amount  of 
an  be  found.     Sec  (30),  (43)  and  (44).     In  some  formulas,  the  kind 
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of  pavement,  grade  of  highway,  variation  in  heights  of  curbs,  are  considered 
iactora  which  affect  the  crown.  A  few  formulas  give  rules  for  distributing 
the  crown. 

Tfce  Andrew  Bosewater  Formula  is  as  follows:  e  =v  (100  —  4p)  /6000  for  brick, 
stone  block,  wood  block  and  compressed  European  rock  asphalt,  and  c=w  (100  —  4p)/ 
5000  for  American  sheet-asphalt;  in  which  e  represent*  the  crown  of  pavement  in  feet 
it  the  center,  w  the  distance  between  curbs  in  feet,  and  p  the  grade  of  street  expressed 
aj  a  percent,  thus,  if  grade  is  4%,  p  =  4.  Elevations  for  other  points  thruout  the 
width  of  the  street  are  found  by  assuming  the  curve  to  be  a  parabola  and  figuring  the 
Sfdsaates  to  the  curve  by  the  following  formula:  y  «-  c  &/a*  in  which  e  represents  the 
sown  at  the  center  in  feet,  a  the  half  width  of  roadway  in  feet,  x  the  distance  out  in 
fact  from  the  center  to  the  point  whose  elevation  is  to  be  found,  and  y  the  decrease 
si  crown  in  feet  for  a  point  a  distance  x  from  the  center. 
Warren's  Roles  are  very  practical  and  easy  to  apply. 

For  pavements  having  smooth  surface*  such  as  sheet-asphalt,  creosoted  blocks,  and 
pouted  stone  blocks  and  brick,  and  having  a  grade  of  2%  or  leas,  with  no  car  tracks, 
aake  the  crown  1  in  to  each  6  ft  of  width  between  curbs. 

For  pavements  providing  more  secure  foothold,  such  as  stone  block*  and  brick, 
Baring  bituminous  joints,  broken  stone  or  Bitulithic-on  streets  having  a  2%  or  less 
grade,  make  the  crown  1  in  to  each  4  ft  of  width. 

If  a  street  has  ear  tracks,  deduct  the  total  width  outside  to  outside  of  rails  from 
Use  width  between  curbs  and  divide  the  difference,  double  width  between  track  and 
CBrb.  by  6  and  4  respectively. 

For  grades  between  2%  and  4%,  provide  H  the  crown  provided  by  the  above  com- 
putation.    For  grades  above  4%,  provide  a  crown  &  that  of  the  above  computation. 
Distribute  the  crown  as  follows:    Drop  H  the  crown  at  the  crown  mid  quarter 
t;  drop  H  the  crown  at  the  quarter  point;  drop  %  the  crown  at  the  curb  mid 
point.    By  quarter  point  is  meant  the  point  midway  between  the  center  of  the 
and  the  curb,  or,  in  the  case  of  streets  on  which  car  tracks  are  placed,  it 
k  the  point  midway  between  the  outside  rail  and  curb. 

Dare's  Formula  has  been  largely  used  for  computing  crowns  in  Washington,  D.  C, 
sad  is  applicable  for  ail  widths  up  to  50  ft: 

c  »  w  (100  -  4  p)/6300  +  50  p* 
is  which  e  represents  the  crown  in  inches,  w  the  width  of  roadway  in  inches,  p  the  grade 
a  percent,  that  is  for  a  4%  grade,  p  »  4.      The  distribution  of  the 
where  curbs  are  level,  is 
by  the  formula  8  c/0.3      Ourb         ^       e       A     f 
d   fat    which   c  represents  1  *  i 

in  inches,  d  the  trans-  a     "A  "A  "A 

grade  expressed  as  a  per-  Fig.  54 

and  w  the  width  of 
isedway  in  feet.     The  transverse  grade  from  quarter  point  to  gutter  is  made  just 
tsrfee  as  steep  as  it  is  from  the  center  to  quarter  point.    The  elevations  at  points  e,  f 
and  g  ia  Fig.  54  are  as  follows:  e  e 

Elevation  at  •  or  g  «=  a  or  b  +  ■—  Elevation  at/  «  a  or  b  +  rr 


s  and  6  are  the  elevations  at  the  gutters  in  feet  and  hundredths  of  a  foot  and  c  ia  the 
a,  crown  in  inches. 

A     €     <%    S         dA       „  For  Curbs  at  Different  Ele- 

d         Corb     vations,  the  crown  obtained  by 

I — 9/L— «ir — %\— + <*$ *>» ^T^^-Jft  Dare's  formula  is  distributed  as 

j» V * X ij  follows:     In  Fig.  55  let  letters 

W «? *  have  the  same  significance  as 

Pig.  55  before,  %  represent  the  distance 

in  feet  from  low  curb  to  high 
point  of  cross  section,  and  y  the  distance  in  feet  from  high  curb  to  high  point  of  cross- 

•*«*■*:  x  m  (0  -&)/1.5d  +w/2 

is  this  formula  and  in.those  given  below  d  is  expressed  in  hundredths  of  a  foot: 

Bsvation  at  g  -  b  +  x  rf/2 

Bevatfaa  at  /  -  b  +  3  x  d/4  «  a  +  8  y  d/4 

Elevation  at  •  -  a  -f  F  d/2 


% 
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Mean  Transverse  Slopes.  The  cross-section  of  state  highways  of  stanc 
ard  widths  of  hardened  surfaces,  varying  from  the  minimum  up  to  abou 
20  ft,  are  commonly  made  to  conform  to  two  straight  lines  intersectin 
at  the  center.  These  lines  have  the  same  slope  as  the  mean  transverse  slop* 
If  8  equals  mean  transverse  slope,  expressed  as  inches  of  rise  to  each  foe 
of  half  width,  c  the  crown  in  inches  and  w  the  width  of  roadway  in  fee' 
then  8=2  c/w.  The  slope  s  is  usually  assumed  and  the  amount  of  crow 
determined  from  it  by  solving  for  c  in  the  formula. 

Example.  If  the  slope  of  the  surface  is  'A  in  to  the  foot  for  a  14-ft  road,  the  crow 
at  the  center  will  be  c  =»  v>  a/t  ■»  lU  X  u/s  =  5lA  in. 


/ 
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When  the  grade  of  the  highway  has  been  established  and  the  form  < 
cross-section  adopted,  an  estimate  of  the  earthwork  can  be  made. 

Subgrade  Elevations  on  the  center  line  for  each  station  are  determine 
from  the  center  line  grade  elevations  by  subtracting  from  the  latter  th 
distance  from  the  finished  grade  to  the  subgrade  on  the  center  line.  Th 
a  lib  grade  elevations  are  then  plotted  on  the  cross-sections  at  each  statio 
on  the  line  corresponding  to  the  finished  center  line.  A  template  of  th 
same  form  as  the  finished  cross-section  of  the  highway  up  to  subgrade  an 
made  to  the  same  scale  as  that  of  the  cross-sections  is  prepared  (see  Art.  4] 
The  finished  section  of  road  for  grading  is  then  plotted  on  the  cross-sectio 
at  each  station  by  placing  the  template  on  the  cross-section  in  a  horizonti 
position  with  the  upper  edge  of  the  center  point  of  the  template  coincides 
with  the  plotted  elevation  of  the  subgrade.  A  line  is  drawn  around  th 
template  and  the  side  slopes  of  the  banks  drawn  so  as  to  intersect  th 
ground  line  of  the  original  cross-section.  The  area  between  the  lines  c 
the  finished  section  and  the  original  cross-section  is  in  cut  if  below  th 
ground  line  of  the  original  cross-section  and  in  fill  if  above. 

Areas  in  Cuts  and  Fills  are  determined  by  means  of  a  planimeter,  b; 
dividing  the  areas  into  approximate  geometrical  figures  and  computin 
the  same,  by  counting  the  ruled  squares  on  the  paper  included  in  the  area 
and  by  scaling  and  adding  the  ordinates  between  the  original  ground  lin 
and  the  finished  section  for  each  foot  of  width  of  the  finished  section. 

In  Using  PUnimeters  to  determine  the  areas,  a  double  run  of  the  area  is  made  fo 
check  purposes.  The  planimeter  reading  at  the  end  of  the  second  run  should  be  twic 
that  at  the  end  of  the  first.  Another  method  of  checking:  planimeter  work  is  for  tw 
men  with  different  planimeters  to  determine  the  areas  independently  of  each  othet 
Two  separate  estimates  are  made  from  the  two  sets  of  planimetered  areas  and  th 
results  compared.  In  some  offices,  if  the  two  estimates  do  not  agree  within  2%,  th 
areas  are  planimetered  a  third  time. 

The  Count  Method  is  usually  made  by  two  men  working  together,  each  checkini 
the  other.  Each  man  estimates  the  area  by  counting  the  squares  between  the  finishe* 
and  the  original  cross-sections.  Knowing  the  number  of  squares  and  the  scale  of  th 
drawing,  the  area  is  known.  Neither  man  announces  the  result  of  his  count  unti 
the  other  has  finished.  If  they  do  not  agree  a  recount  is  made  until  agreement  i 
reached.  This  method  is  very  rapid  and  accurate  results  can  be  obtained  by  men  <wh 
are  trained  to  the  work,  if  the  sections  are  plotted  to  a  scale  of  4  or  5  ft  to  the  inci 
A  person  may  get  used  to  estimating  in  this  way  by  counting  the  squares  and  thei 
running  over  the  same  area  with  the  planimeter  and  comparing  results. 

In  the  Scaling  Method  the  ordinates  may  be  scaled  and  added  or  a  pair  of  divider 
may  be  used  and  so  manipulated  that  the  distance  between  the  points,  when  ead 
vertical  for  each  foot  of  width  has  been  spaced  off,  will  represent  the  total  sum  o 
these  verticals.  The  area  is  this  distance  measured  to  the  same  scale  with  whicl 
the  cross-sections  were  plotted. 
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Three  and  Fire-Level  Sections.  Areas  may  also  be  computed  directly  from  the 
Arid  notes  in  some  eases  without  plotting  them.  This  is  the  case  of  three-level  and 
fve-level  sections,  information  for  which  is  obtained  in  the 
irid  in  setting  slope  stakes  (see  Art.  18).  Let  Figs.  66  and 
57  be  sections  in  which  the  elevations  of  points,  on  the 
ground  where  slopes  run  out  and  at  other  places  as  indicated 
is  the  figures,  have  been  determined  in  the  field.  Fig.  66 
shows  a  three-level  section  and  Fig.  67  a  five-level  section 
or  one  in  which  the  elevation  of  two  other  points  besides  the 
orator  and  slope  points  have  been  taken.  Pi»   66  ci) 

Area  for  a  three-level  section,  A  -  H  [H  b  (h,  +  hi)  +  *'        w 

t  Di;  For  a  level  section hr  =»  e  =  hi,  and  A  =  c  (6  +  se);  Area  for  a  five-level  section, 
A  —  H  (e  b  +  trdr  +  ti  di);  c  represents  the  center  height,  a  the  slope,  hr  and  hi  the 

side  heights,  dr  and  di  the  side  distances,  and  D**dr  +  di. 

.*  J  It  is  not  necessary  to  estimate  areas  closer  than 

the  nearest  square  foot.     The  areas  at  each  50 

or  100- ft  station  and  at  those  stations  between 

the  regular  station  intervals,  which  mark  abrupt 

changes   in    the    slope    of    the   ground,  are  dc- 

57  (3)  termined.     It  is  convenient  to  tabulate  the  areas 

on  blank  forms  ruled  off  into  columns  for  this 

the  columns  being  headed  Station,  Area  Cut,  Area  Fill. 

Determination  of  Volume.    The  volume  is  determined  from  the  areas 

fay  the  prismoidal  formula,  or  by  the  average  end  area  formula  with  or 

without  a  prismoidal  correction  being  applied.     See  (1),  (4)  and  (14). 

The  Prismoidal  Formula  is»«  1  /6  I  (ai  +  Aom  +  as)  in  which  ai  and  at  are  the 
anas  in  square  feet  of  two  adjacent  sections  a  distance  I  feet  apart,  v  the  volume  in 
sable  feet  and  Om  an  area  which  is  computed  from  the  mean  of  the  dimensions  of  at 
sad  as.  Divide  t  by  27  to  get  the  number  of  cubic  yards.  This  formula  gives  exact 
Twhiasffa  for  all  ordinary  eases  of  earthwork.  The  work  involved  in  using  this  formula 
k  very  great  and  hence  it  is  not  in  common  use  for  earthwork  computations. 

The  Average  End  Area  Formula  is  v  =  xAl{ai  -f  at)  in  which  the  letters 
have  the  same  significance  as  in  the  prismoidal  formula.  Divide  v  by  27 
to  get  the  number  of  cubic  yards.  This  formula  is  easy  to  apply  and  is 
the  one  most  used,  tho  it  gives  results  that  are  too  large.  If  the  station 
interval  is  uniform  the  cubic  yardage  for  any  desired  length  of  n  stations 
can  be  found  as  follows:  Let  a\  at  as  .  .  .(in  be  the  areas  in  cut  or  fill  at 
the  different  stations  at  a  uniform  interval  I  apart,  the  total  length  between 
the  first  ax  and  the  last  a*,  being  L  —  nL  If  the  areas  are  taken  in  square 
feet  and  L  is  in  feet,  the  volume  in  cubic  yards  will  be 

ax  +  2  (at  +  a»  + a^-J  +  **       L.  (lT) 

2  +  2  (n  -  1)  27  X  27  (     ' 

Table  IX  gives  the  volume  in  cubic  yards  of  solids  100  ft  long  having  mean 
areas  varying  from  1  to  100  sq  ft.  The  yardage  for  any  section  is  found  as 
follows:  Compute  the  mean  area  of  the  section  by  the  first  term  in 
formula  (17)  to  the  nearest  hundredth.  Look  up  the  volume  in  the  table 
corresponding  to  this  area,  and  multiply  this  value  by  the  length  of  sec- 
tion in  feet  divided  by  100.  The  volume  in  the  table  for  any  other  area 
than  those  given  is  found  by  adding  together  the  volumes  for  areas  whose 
■us  equals  the  area  in  question. 

Find  volume  for  100-ft  length  having  an  area  of  306.52  sq  ft: 

Area  Volume 

300.00  1111.11 

6.00  22.22 

0.60  1.85 

0.02  0.07 

806.68  1135.25  cu  yd 
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Sect. 


Cubic  Yards  of  Excavation  or  Embankment  for  Average  End  Areas  Varyii 
from  1  to  100  Sq  Ft  and  a  Length  of  100  Ft 


Area 

Volume 

Area 

Volume 

Area 

Volume 

Area 

Volume 

1 

3.70 

26 

96.29 

51 

188.91 

76 

281.60 

2 

7.41 

27 

100.00 

52 

192.61 

77 

285.20 

3 

11.11 

28 

103.70 

53 

196.82 

78 

288.91 

4 

14.81 

29 

107.41 

54 

200.02 

79 

292.61 

6 

18.62 

30 

111.11 

55 

203.73 

80 

296.32 

6 

22.22 

31 

114.82 

56 

207.43 

81 

300.02 

7 

25.93 

32 

118.53 

57 

211.13 

82 

303.72 

8 

29.63 

33 

122.23 

58 

214.84 

83 

307.43 

9 

33.33 

34 

125.93 

59 

218.54 

84 

311.13 

10 

37.04 

35 

129.64 

60 

222.24 

85 

314.83 

11 

40.74 

36 

133.34 

61 

225.95 

86 

318.64 

12 

44.44 

37 

137.05 

62 

229.65 

87 

322.24 

13 

48.15 

38 

140.75 

63 

233.35 

88 

325.95 

14 

61.85 

39 

144.46 

64 

237.06 

89 

829.65 

15 

55.56 

40 

148.16 

65 

240.76 

90 

333.36 

16 

59.26 

41 

151.87 

66 

244.46 

91 

337.06 

17 

62.96 

42 

155.57 

67 

248.17 

92 

340.77 

18 

66.67 

43 

159.28 

68 

261.87 

93 

844.47 

19 

70.37 

44 

162.98 

69 

255.57 

94 

348.18 

20 

74.07 

45 

166.69 

70 

259.28 

95 

851.88 

21 

77.78 

46 

170.89 

71 

262.98 

96 

355.59 

22 

81.48 

47 

174.10 

72 

266.68 

97 

359 .29 

23 

85.18 

48 

177.80 

78 

270.39 

98 

363.00 

24 

88.89 

49 

181.50 

74 

274.09 

99 

366.70 

25 

92.59 

50 

185.20 

75 

277.79 

100 

370.40. 

Prismoidal  Correction  is  a  volume  expressed  by  the  formula  1/12  I  (a  —ci 
(Di  —  Dt)  in  which  I  is  the  length  between  two  end  areas  a\  and  at,  a  am 
a  are  the  center  heights  in  feet  of  a\  and  ai  respectively,  D\  and  Dz  are  th 
horizontal  distances  in  feet  for  en  and  at  respectively  between  the  point 
where  the  side  slopes  of  the  finished  section  intersect  the  ground  line  a 
shown  in  Fig.  56.  If  a  volume  is  found  by  the  average  end  area  methcx 
and  the  volume  given  by  the  prismoidal  correction  formula  subtract* 
from  it,  the  result  is  approximately  the  same  as  if  the  prismoidal  formuli 
had  been  used.  Therefore  the  volume  in  cubic  feet  may  be  computcc 
by  the  formula: 

v  -  H  I  (ai  +  at)  -  1/12  I  (a  -  a)  (A  -  Dt) 
Dividing  v  by  27  gives  the  number  of  cubic  yards.  Table  X  gives  value: 
of  the  prismoidal  correction  in  cubic  yards  for  different  values  of  a  —  c 
and  D\  —  Dt  in  feet  when  I  =  100  ft.  For  any  other  length  l\  than  100  ft 
the  volumes  in  the  table  should  be  multiplied  by  the  ratio  of  &/100.  Tht 
volume  by  the  end  areas  must  be  expressed  in  cubic  yards  before  subtracting 
the  prismoidal  correction  obtained  from  the  table.  For  irregular  section! 
a  is  the  height  of  a  three-level  section  having  an  area  equivalent  to  a\ 
of  the  irregular  section ;  ct  is  found  from  at  in  a  similar  manner. 

If  the  prismoidal  formula  or  the  average  end  area  formula  with  prismoidal 
correction  applied  is  used,  it  is  necessary  to  compute  the  volumes  for  each 
interval  between  stations  where  cross-sections  have  been  taken  thruouf 
the  length  of  the  work.  The  volumes  in  cut  and  in  fill  are  figured  separately 
and  the  sum  of  all  the  volumes  in  cut  and  the  sum  of  all  the  volumes  in 
fill  give  the  total  volume  of  cut  and  fill  respectively.     The  volume  must 
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iUo  be  found  for  each  interval  as  above  if  a  mass  diagram  is  to  be  con- 
structed A  rapid  estimate  of  the  total  quantities  may  be  made  by  the 
image  end  area  formula  by  finding  the  volumes  for  a  long  section  having 
arommon  station  interval  as  per  formula  (lV).  In  this  method,  however, 
there  the  regular  station  interval  is  interrupted  by  a  plus  station  designating 
an  abrupt  change  of  slope,  the  volume  in  this  interval  will  have  to  be  figured 
separately. 

Example.  Areas  have  been  found  for  Sta.  1,  1  +  50,  2.  2  +  50,  3,  8  +  20,  3  +  35, 
I  +  50,  4,  4  +  50,  5.  It  is  seen  that  the  station  interval  is  50  ft  from  Sta.  1  to  3  and 
born  Sta.  3  +  50  to  5.  A  rapid  estimate  of  total  volume  from  Sta.  1  to  5  would  be 
boad  by  adding  together  the  volumes  from  Sta.  1  to  3,  Sta.  3  to  3  +  20,  Sta.  3+20 
to  J  +  35,  Sta.  3  +  35  to  3  +  50  and  Sta.  3  +  50  to  Sta.  6. 

The  Zero  of  Cut  or  FflL  Where  a  center  line  grade  changes  from  a  cut 
to  a  fill,  it  intersects  the  ground.  This  point  c  may  be  determined  in  the 
field  by  finding  the  station  of  a  point  on  the  center  line  where  the  ground 
devation  and  grade  elevation  are  the  same.  If  the  ground  on  a  line  at 
right  angles  to  the  center  line  at  this  station  is  the  same  elevation  as  the 
center,  this  station  will  be  the  true  aero  of  the  cut  or  fill.  If  the  ground 
v  sloping  at  right  angles  to  the  center 
foe.  the  stations  of  two  other  points  a  and 
l  in  Fig.  58  as  well  as  the  point  c  on  the 
"enter  line  have  to  be  found.  Points  a 
«ud  6  od  the  edges  of  the  road  base  cor- 
fttpond  to  points  on  the   ground   whose   °**"^  p.     gg 

elevation  is  the  same  as  grades  at  a  and 
*•  Cross-sections  are  taken  at  a,  c  and  b  in  the  regular  manner.  Points  a 
*nd  h  will  then  be  the  stations  of  the  true  zero  of  the  cut  or  fill.  In  the 
Spire  the  area  at  a  is  zero  cut  and  all  fill,  at  c  the  area  is  part  cut  and  part 
fill  and  at  6  is  zero  fill  and  all  cut.     See  (1). 

Tnles  the  earthwork  is  of  great  magnitude  it  is  hardly  necessary  to 
determine  the  true  zero  of  the  cuts  and  fills.  The  station  on  the  profile 
■here  the  grade  intersects  the  ground  line  may  be  taken  as  the  zero  of 
the  cut  or  fill  without  great  error.  In  cases  where  the  station  interval  is 
SO  ft  and  the  areas  change  from  cut  to  fill,  it  is  customary  to  consider  the 
■no  of  a  cut  to  be  the  station  of  no  cut  immediately  preceding  or  following 
the  Ptatioa  where  a  cut  occurs.  The  zero  of  a  fill  is  obtained  in  a  similar 
Banner. 

■ample.    The  end  areas  cut  and  fill  at  several  stations  are  as  follows: 

Sta.  Area  Cut  Area  Fill 

1+50  15  0 

2  0  22 
2+50  0  15 

3  5  10 
8+50  20  0 

4  25  0 
4+50                  80  0 

5  0  12 

Sta.  2  is  the  end  of  one  cut,  Sta.  2+50  and  5  the  beginning  and  end  of  another  cut 
fa.  1  +  50  and  8+50  are  the  beginning  and  end  of  one  fill,  Sta.  4+50  the  beginning 
4  Mother  nil. 

Earth  Shrinkage.  It  is  necessary  to  make  the  estimate  so  that  the 
mount  of  cut  will  be  in  excess  of  the  amount  of  fill  by  an  amount  equal 
to  the  shrinkage  of  the  material  or  it  will  be  necessary  to  borrow  material 
hi  the  course  of  the  construction  to  make  the  embankments.  The  amount 
tf  shrinkage  vries  depending  upon  the  kind  of  material,  the  method  of 
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Table  X. — Prismoidal  Corrections  in  Cubic 


ft   —  Ci  - 

1 

2 

3 

4 

5 

6     • 

7 

8 

9 

Dx-Dt 

0.1 

0.03 

0.06 

0.09 

0.12 

0.15 

0.19 

0.22 

0.25 

0.28 

0.2 

0.06 

*  0.12 

0.19 

0.25 

0.31 

0.37 

0.43 

0.49 

0.66 

0.3 

0.09 

0.19 

0.28 

0.37 

0.46 

0.66 

0.65 

0.74 

0.88 

•  .4 

0.12 

0.25 

0.37 

0.49 

0.62 

0.74 

0.86 

0.99 

1.11 

0.5 

0.15 

0.31 

0.46 

0.62 

0.77 

0.93 

1.08 

1.23 

1.39 

0.6 

0.19 

0.37 

0.56 

0.74 

0.93 

1.11 

1.30 

1.48 

1.67 

•  7 

0.22 

0.43 

0.65 

0.86 

1.08 

1.30 

1.51 

1.73 

1.94 

0.8 

0.25 

0.49 

0.74 

0.99 

1.23 

1.48 

1.73 

1.98 

2.22 

•  .» 

0.28 

0.56 

0.83 

1.11 

1.39 

1.67 

1.94 

2.22 

2.60 

1.0 

0.31 

0.62 

0.93 

1.23 

1.54 

1.85 

2.16 

2.47 

2.78 

1.1 

0.34 

0.68 

1.02 

1.36 

1.70 

2.04 

2.38 

2.72 

3.06 

1.3 

0.37 

0.74 

111 

1.48 

1.85 

2.22 

2.59 

2.96 

3.83 

1.3 

0.40 

0.80 

1.20 

1.60 

2.01 

2.41 

2.81 

3.21 

3.61 

1.4 

0.43 

0.86 

1.30 

1.73 

2.16 

2.69 

3.02 

3.46 

3.89 

1.6 

0.46 

0.93 

1.39 

1.85 

2.31 

2.78 

3.24 

3.70 

4.17 

1.6 

0.49 

0.99 

1.48 

1.98 

2.47 

2.96 

3.46 

8.95 

4.44 

1.7 

0.52 

1.05 

1.57 

2.10 

2.62 

3.15 

3.67 

4.20 

4.72 

1.8 

0.66 

1.11 

1.67 

2.22 

2.78 

3.33 

3.89 

4.44 

5.00 

1.9 

0.59 

1.17 

1.76 

2.35 

2.93 

3.52 

4.10 

4.69 

5.28 

2.0 

0.62 

1.23 

1.85 

2.47 

3.09 

3.70 

4.32 

4.94 

5.56 

2.1 

0.65 

1.30 

1.94 

2.59 

3.24 

3.89 

4.54 

5.19 

5.83 

2.2 

0.68 

1.36 

2.04 

2.72 

3.40 

4.07 

4.75 

5.43 

6.11 

2.3 

0.71 

1.42 

2.13 

2.84 

3.55 

4.26 

4.97 

5.68 

6.39 

2.4 

0.74 

1.48 

2.22 

2.96 

3.70 

4.44 

5.19 

5.93 

6.67 

2.6 

0.77 

1.54 

2.31 

3.09 

3.86 

4.63 

6.40 

6.17 

6.94 

2.6 

0.80 

1.60 

2.41 

3.21 

4.01 

4.81 

5.62 

6.42 

7.22 

2.7 

0.83 

1.67 

2.50 

3.33 

4.17 

5.00 

5.83 

6.67 

7.50 

2.8 

0.86 

1.73 

2.59 

3.46 

4.32 

5.19 

6.06 

6.91 

7.78 

2.6 

0.90 

1.79 

2.69 

3.58 

4.48 

5.87 

6.27 

7.16 

8.06 

3.0 

0.93 

1.85 

2.78 

3.70 

4.63 

5.56 

6.48 

7.41 

8.83 

3.1 

0.96 

1.91 

2.87 

8.83 

4.78 

5.74 

6.70 

7.65 

8.61 

8.2 

0.99 

1.98 

2.96 

3.95 

4.94 

5.93 

6.91 

7.90 

8.89 

3.3 

1.02 

2.04 

3.06 

4.07 

5.09 

6.11 

7.18 

8.15 

9.17 

3.4 

1.05 

2.10 

3.15 

4.20 

5.25 

6.30 

7.36 

8.40 

9.44 

3.5 

1.08 

2.16 

3.24 

4.32 

5.40 

6.48 

7.66 

8.64 

9.72 

3.6 

1.11 

2.22 

3.33 

4.44 

5.56 

6.67 

7.78 

8.89 

10.00 

3.7 

1.14 

2.28 

8.43 

4.57 

6.71 

6.85 

7.99 

9.14 

10.28 

3.8 

1.17 

2.35 

3.52 

4.69 

5.86 

7.04 

8.21 

9.38 

10.66 

3.3 

1.20 

2.41 

3.61 

4.81 

6.02 

7.22 

8.43 

9.63 

10.83 

4.0 

1.23 

2.47 

3.70 

4.94 

6.17 

7.41 

8.64 

9.88 

11.11 

4.1 

1.27 

2.53 

3.80 

6.06 

6.33 

7.59 

8.86 

10.12 

11.89 

4.2 

1.30 

2.59 

3.89 

5.19 

6.48 

7.78 

9.07 

10.37 

11.67 

4.3 

1.33 

2.65 

3.98 

5.81 

6.64 

7.96 

9.29 

10.62 

11.94 

4.4 

1.36 

2.72 

4.07 

5.43 

6.79 

8.15 

9.61 

10.86 

12.22 

4.5 

1.39 

2.78 

4.17 

5.56 

6.94 

8.33 

9.72 

11.11 

12.50 

4.6 

1.42 

2.84 

4.26 

5.68 

7.10 

8.52 

9.94 

11.36 

12.78 

4.7 

1.45 

2.90 

4.35 

6.80 

7.25 

8.70 

10.15 

11.60 

13.06 

4.8 

1.48 

2.96 

4.44 

5.93 

7.41 

8.89 

10.37 

11.85 

13.33 

4.0 

1.51 

3.02 

4.54 

6.05 

7.56 

9.07 

10.69 

12.10 

18.61 

5.0 

1.54 

3.09 

4.63 

6.17 

7.72 

9.26 

10.80 

12.35 

13.89 

ft    —  <*  = 

1 

2 

3 

4 

5 

6 

7 

8 

9 
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6   —  Ok  — 

1 

2 

3 

4 

5 

6 

7 

8 

9 

Di  -  Th 

ft.i 

.1.67 

3.15 

4.72 

6.80 

7.87 

9.44 

11.02 

12.59 

14.17 

ft. 3 

^1.60 

3.21 

4.81 

6.42 

8.02 

9.63 

11.23 

12.84 

14.44 

ft.3 

1.64 

3.27 

4.91 

6.54 

8.18 

9.81 

11.45 

13.09 

14.72 

ft. 4 

1.67 

3.33 

5.00 

6.67 

8.33 

10.00 

11.67 

13.33 

15.00 

ft. ft 

1.70 

8.40 

5.09 

6.79 

8.49 

10.19 

11.88 

13.58 

15.28 

ft* 

1.73 

3.46 

5.19 

6.91 

8.64 

10.37 

12.10 

13.83 

15.56 

17 

1.76 

3.52 

6.28 

7.04 

8.80 

10.56 

12.81 

14.07 

15.88 

ft. 8 

1.79 

3.58 

6.37 

7.16 

8.95 

10.74 

12.53 

14.32 

16.11 

ft.3 

1.82 

3.64 

5.46 

7.28 

9.10 

10.98 

12.75 

14.57 

16.39 

6.8 

1.85 

3.70 

5.56 

7.41 

9.26 

11.11 

12.96 

14.81 

16.67 

3.1 

1.88 

3.77 

5.65 

7.58 

9.41 

11.30 

13.18 

15.06 

16.94 

3.3 

1.91 

3.83 

5.74 

7.65 

9.67 

11.48 

13.40 

15.31 

17,22 

3.3 

1.94 

3.39 

6.83 

7.78 

9.72 

11.67 

13.61 

15.56 

17.50 

6.4 

1.98 

8.95 

5.93 

7.90 

9.88 

11.85 

13.83 

15.80 

17.78 

•.ft 

2.01 

4.01 

6.02 

8.02 

10.03 

12.04 

14.04 

16.06 

18.06 

.  3.6 

2.04 

4.07 

6.11 

8.15 

10.19 

12.22 

14.26 

16.80 

18.38 

3.7 

2.07 

4.14 

6.20 

8.27 

10.84 

12.41 

14.48 

16.54 

18.61 

3.8 

2.10 

4.20 

6.30 

8.40 

10.49 

12.59 

14.69 

16.79 

18.89 

t.t 

2.13 

4.26 

6.39 

8.52 

10.65 

12.78 

14.91 

17.04 

19.17 

7.0 

2.16 

4.32 

6.48 

8.64 

10.80 

12.96 

15.12 

17.28 

19.44 

IS 

2.19 

4.38 

6.57 

8.77 

10.96 

13.15 

16.34 

17.53 

19.72 

7.2 

2.22 

4.44 

6.67 

8.89 

11.11 

13.33 

15.56 

17.78 

20.00 

7.3 

2.25 

4.51 

6.76 

9.01 

11.27 

13.52 

15.77 

18.02 

20.28 

7  4 

2  28 

4.57 

6.85 

9.14 

11.42 

13.70 

15.99 

18.27 

20.56 

7.8 

2.31 

4.63 

6.94 

9.26 

11.57 

13.89 

16.20 

18.52 

20.88 

7.3 

2.36 

4.69 

7.04 

9.38 

11.73 

14.07 

16.42 

18.77 

21.11 

7.7 

2.38 

4.75 

7.13 

9.51 

11.88 

14.26 

16.64 

19.01 

21.39 

7.8 

2.41 

4.81 

7.22 

9.63 

12.04 

14.44 

16.85 

19.26 

21.67 

7.8 

2.44 

4.88 

7.31 

9.75 

12.19 

14.63 

17.07 

19.51 

21.94 

8.8 

2.47 

4.94 

7.41 

9.88 

12.35 

14.81 

17.28 

19.75 

22.22 

8.1 

2.50 

5.00 

7.50 

10.00 

12.50 

16.00 

17.50 

20.00 

22.50 

8.8 

2.53 

5.06 

7.69 

10.12 

12.65 

16.19 

17.72 

20.25 

22.78 

8.8 

2.56 

5.12 

7.69 

10.25 

12.81 

16.37 

17.93 

20.49 

23.06 

8.4 

2.59 

5.19 

7.78 

10.37 

12.96 

15.56 

18.15 

20.74 

23.33 

8.8 

2.62 

5.25 

7.87 

10.49 

13.12 

15.74 

18.36 

20.99 

23.61 

8.8 

2.65 

5.31 

7.96 

10.62 

13.27 

15.93 

18.58 

21.23 

23.89 

8.7 

2.69 

5.87 

8.06 

10.74 

13.43 

16.11 

18.80 

21.48 

24.17 

8.8 

2.72 

5.43 

8.15 

10.86 

13.58 

16.30 

19.01 

21.73 

24.44 

8.8 

2.75 

5.49 

8.24 

10.99 

13.73 

16.48 

19.23 

21.97 

24.72 

8.8 

2.78 

6.56 

8.33 

11.11 

13.89 

16.67 

19.44 

22.22 

25.00 

8.1 

2.81 

6.62 

8.43 

11.23 

14.04 

16.85 

19.66 

22.47 

25.28 

8.8 

2.84 

5.68 

8.52 

11.36 

14.20 

17.04 

19.88 

22.72 

25.56 

8.8 

2.87 

5.74 

8.61 

11.48 

14.35 

17.22 

20.09 

22.96 

25.83 

8.4 

2.90 

6.80 

8.70 

11.60 

14.61 

17.41 

20.31 

28.21 

26.11 

8.8 

2.93 

5.86 

8.80 

11.73 

14.66 

17.59 

20.52 

23.46 

26.39 

8.8 

2.96 

5.93 

8.89 

11.86 

14.81 

17.78 

20.74 

23.70 

26.67 

8.7 

2.99 

5.99 

8.98 

11.98 

14.97 

17.96 

20.96 

23.96 

26.94 

8.8 

8.02 

6.05 

9.07 

12.10 

16.12 

18.15 

21.17 

24.20 

27.22 
27.50 

8.8 

3.06 

6.11 

9.17 

12.22 

15.28 

18.83 

21.39 

24.44 

18.8 

3.09 

6.17 

9.26 

12.35 

15.43 

18.62 

21.60 

24.69 

27.78 

ei  -*« 

1 

2 

8 

4 

6 

6 

7 

8 

9 
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compaction,  the  weather  conditions  and  the  way  the  material  is  handle* 
See  Sect.  8  grading. 

Volumes  on  Curves.  The  formulas  for  computing  volumes  of  earthwoi 
previously  given  are  derived  on  the  assumption  that  the  end  areas  are  parall 
to  each  other.  The  cross-sections,  from  which  the  areas  are  obtains 
on  curves  are  measured  in  the  field  on  radial  lines  and  hence  are  not  parallc 
The  volumes  obtained  by  using  the  formulas  previously  described  will  I 
slightly  erroneous.  Unless  the  earthwork  on  curves  consists  of  very  dec 
cuts  and  fills  as  are  common  to  railroad  work,  the  methods  of  estimatir 
earthwork  previously  described  are  generally  used  without  correctioi 
See  (1). 

The  exact  volume  of  a  solid  on  a  curve  is  best  found  by  multiplying  tl 
mean  area  of  the  solid  by  the  length  of  the  path  of  its  center  of  gravit; 
This  rule  holds  true  for  any  solid  on  a  curve  that  can  be  generated  by 
revolving  plane  area  lying  wholly  on  the  same  side  of  a  straight  line. 

Example.    A  simple  case  of  the  above  is  shown  in  Fig.  59.     The  solid  of  unifor 

shape  shown  in  the  figure  may  be  generated  by  revolving  the  area  bede  about 

.j.  the  center  of  the  curve.     The  center  of  gravity  of  the  an 

raj\  is  /.    Area  bcde  times  af  the  length  of  the  path  of  / giv 

yi\  \\  the  volume.    The  length  af  is  found  from  angle  a  ai 

*'     \^\\        radius  of. 

,<?'  \\p\\c         A  Complete  Estimate,  besides    the    amount    < 

^cl_I *  v*  ^j    earthwork,  will  include  the  quantities  of   all    tl 

Fie.  59    6  work  to  be  done,  such  as  amounts  of  guard  rai 

concrete,  ledge,  curbing,  culvert  pipe,  drain  til 
catch-basins,  grubbing  and  clearing,  riprap,  foundation  material,  bitum 
nous  material,  surfacing  material,  etc. 

Quantities  of  materials  other  than  earthwork  quantities  are  easily  fourj 
since  the  area  of  cross-section  usually  corresponds  to  some  regular  get 
metrical  figure,  the  area  of  which  is  readily  computed  by  formula.  Tl 
area  in  square  feet  multiplied  by  the  lengths  in  feet  divided  by  27  giv< 
cubic  yards. 

Units  of  Measurement  used  in  stating  the  quantities  in  the  estimai 
vary.  Some  of  the  units  used  are  given  as  follows:  Earthwork  and  ledg 
cubic  yards;  crushed  stone,  cubic  yards,  square  yards,  tons  in  place,  toi 
loose;  foundation  materials  such  as  telford,  gravel  or  stone  V -drain,  squai 
yards  and  cubic  yards;  cement-concrete  surfacing  and  concrete  foundation 
square  yards  and  cubic  yards;  sheet-asphalt,  brick,  wood  block  and  simik 
pavement,  square  yards;  curbing,  guard  rail,  linear  feet  and  size;  pipe,  linei 
feet  and  size;  grubbing  and  clearing,  acre,  square  yard;  bituminous  mat* 
rial,  gross  ton,  ton  pure  bitumen,  gallon,  square  yard. 

Estimates  of  Cost  are  simplified  by  the  use  of  tables  covering  costs  an 
quantities  for  a  number  of  units.  Table  XI  gives  the  costs  per  mile  of  di 
ferent  widths  of  roadway  for  unit  costs  per  square  yard  varying  from  ] 
to  95  cents.  Table  XII  (13)  gives  square  yards  and  number  of  galloi 
required  for  1  mile  of  roadway  for  various  widths  and  various  quantity 
per  square  yard. 

The  Computations  are  very  much  simplified  and  facilitated  by  usic 
blank  forms  on  which  the  estimates  can  be  tabulated.  Books  of  standai 
details  of  construction  giving  cross-sections  and  quantities  per  linear  fcx 
for  different  types  of  construction,  construction  of  culverts,  catch  basin 
curbs,  guard  rails,  inlets,  and  so  on  with  the  quantities  of  material  use* 
are  made  up  usually  in  blue-print  form  in  every  large  office.  Standar 
details  are  used  thruout  the  work  wherever  possible  and  the  auantitic 
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Width 

Sq  Yd 
Mile 

Cost  ran  Mile  for  Different  Unit  Costs  per  Sq  Yd 

IB 

10  Cents 

15  Cents 

20  Cents 

25  Cents 

80  Cents 

36  Cents 

8 
10 
IS 
14 
16 
IB 

4  693 
6867 
7O40 
8  213 
9387 
10  560 

$469.33 
686.67 
704.00 
821.33 
938.67 

1066.00 

$704.00 
880.00 
1066.00 
1232.00 
1408.00 
1684.00 

$938.66 
1173.34 
1408.00 

1  642.66 
1877.34 

2  112.00 

$1173.33 
1466.67 
1760.00 
2  063.33 
2  346.67 
2  640.00 

$1408.00 

1  760.00 

2  112.00 
2  464.00 

2  816.00 

3  168.00 

$1  642.67 
2  063.83 
2  464.00 

2  874.67 

3  286.33 
8  696.00 

4698 
5867 

7  040 

8  213 
9887 

10  560 

40  Cents 

45  Cents 

60  Cents 

56  Cents 

60  Cents 

65  Cents 

• 
IS 
12 
14 
16 
18 

$1  877.88 
2  346.67 

2  816.00 

3  285.33 
3  764.67 
4224.00 

$2  112.00 

2  640.00 

3  168.00 

3  696.00 

4  224.00 
4  762.00 

$2  846.67 
2933.83 
8  520.00 
4  106.67 

4  698.83 

5  280.00 

$2  681.88 
3  226.67 

3  872.00 

4  617.33 

5  162.67 
5  808.00 

$2  816.00 

3  520.00 
4224.00 

4  928.00 
6  632,00 
6  886.00 

$8  050.G7 

3  813.33 

4  576.00 

5  338.67 

6  101.33 
6  864.00 

70  Cento 

76  Cents 

80  Cents 

85  Cents 

90  Cents 

95  Cents 

8 
10 
12 
14 
18 
18 

4698 
6  867 
7040 
8  218 
9387 
10  660 

$3  286.88 
4  106.67 
4  928.00 
6  749.83 
6  670.67 
7892.00 

$3  620.00 
4  400.00 
6  280.00 

6  160.00 

7  040.00 
7  920.00 

$8  764.67 

4  693.38 

5  632.00 

6  570.67 

7  609.38 

8  448.00 

t 

$3  989.83 
4  986.67 
6  984.00 

6  981.83 

7  978.67 

8  976.00 

$4  224.00 

5  280.00 

6  336.00 

7  892.00 

8  448.00 

9  504.00 

$4  458.67 
5  578.33 
6688.00 

7  802.67 

8  917.33 
10  082.00 

Table  XTL — Gallons  Required  per  Mile  of  Roadway  of  Different  Widths 

Width 
of  Roadway 

Square 
Yards 

Quantities  per 
Square  Yard 

Gallons 

10  ft 

5  866 

Kgal 

1467 

10  ft 

5  866 

Hsal 

2  933 

JO  ft 

6866 

1      sal 

6  867 

10  ft 

5  866 

n*sai 

8800 

12  ft 

7  040 

Kgal 

1760 

12  ft 

7040 

Hsal 

3  620 

12  ft 

7  040 

1      gal 

7040 

12  ft 

7  040 

l^gsl 

10  560 

14  ft 

8  213 

Kgal 

2  053 

14  ft 

8  218 

Msal 

4  107 

14  ft 

8  213 

1      gal 

8  213 

1                 14  ft 

8  213 

lHgal 

12  320 

16  ft 

9886 

tf  gal 

2  347 

1                 16  ft 

9  386 

^gal 

4  693 

16  ft 

9886 

1      gal 

9  387 

16  ft 

9886 

lHgsl 

14  080 

18  ft 

10  660 

Kgal 

2  640 

18  ft 

10  560 

Hgal 

6280 

18  ft 

10  660 

1      gal 

10  660 

18  ft 

10  660 

lHgal                        16840 
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involved  are  obtained  from  the  book  of  standards  with  but  very  little 
computation.  A  book  of  standard  details  also  saves  much  time  in  the 
office  that  would  otherwise  be  spent  in  making  sketches.  Each  inspector 
or  resident  engineer  is  supplied  with  this  book  and  can  refer  to  it  for  in- 
formation regarding  the  construction  of  any  standard  detail. 

31.    Overhaul  and  Mass  Diagram 

Overhaul.  In  many  specifications  is  a  clause  stating  the  distance  that 
excavated  material,  taken  either  from  along  the  location  of  the  work  or  from 
outside  the  location,  shall  be  hauled  without  extra  charge.  This  distance 
is  called  the  free  haul  and  is  usually  1000  to  2000  ft.  Material  hauled  a 
greater  distance  than  the  free  haul  is  paid  for  at  so  much  a  cubic  yard,. 
usually  ^  to  1  cent  for  each  100  ft  of  distance  in  excess  of  the  free  tiaxil. 
The  distance  in  excess  of  the  free  haul  is  called  overhaul.  The  overhaul 
on  material  taken  from  outside  the  location  or  borrow  is  usually  calculated 
by  measuring  the  distance  from  the  borrow  pit  to  the  nearest  point  of  the 
highway  to  be  built  and  subtracting  the  free  haul.  The  overhaul  on  ex- 
cavated material  taken  from  the  highway  location  to  a  dump  is  calculated  in 
a  similar  manner  from  the  distance  between  the  dump  and  the  nearest  point 
of  the  highway.  Some  specifications  make  no  provision  for  overhaul  at  all. 
Mass  Diagram.  In  order  to  study  an  estimate  and  see  where  it  is 
economical  to  borrow  or  waste  excavated  material,  a  mass  diagram  should 
be  constructed.  The  cubic  yards  of  cut  and  fill  are  calculated  for  each 
interval  between  the  regular  stations  from  the  beginning  to  the  end  of 
the  work.  Where  a  cut  and  a  fill  occur  in  the  same  interval,  the  algebraic 
sum  is  taken  as  the  volume  of  the  interval,  considering  cut  to  be  plus  and 
the  fill  to  be  minus.  Where  the  volume  in  an  interval  is  either  all  cut 
or  all  fill,  it  is  noted  down  wrth  a  plus  or  minus  sign  before  it.  Starting 
with  the  first  station,  the  total  volumes  are  found  up  to  each  station  by 
adding  successively  the  volumes  for  each  interval  up  to  and  including 
the  station  in  question,  taking  into  account  the  plus  or  minus  sign.  The 
total  volumes  are  plotted  vertically  from  a  base  line  a  a  (see  Fig.  60) ,  on 
which  thie  stations  have  been  scaled  off  horizontally  in  a  similar  manner  to 
the  way  a  profile  is  plotted.     See  (1). 

Example.    The  stations  and  volumes  and  total  volumes  for  a  simple  case  are   m* 
follows: 

Station 0  12  3  4  5 

Volume 0       +70       +180       +100       -400       -100 

Total  Volume 0       +70       +250       +350         -50       -160 

The  total  volume  for  Sta.  1  is  algebraic  sum  of  volumes  for  Sta.  0  and  1 
The  total  volume  for  Sta.  2  is  algebraic  sum  of  volumes  for  Sta.  0,  1  and  2 
The  total  volume  for  Sta.  5  is  algebraic  sum  of  volumes  for  Sta.  0,  1,  2,  3,  4,  and  5. 
A  mass  diagram  has  several  properties  which  follow  from  its  method  of 
construction.     Fig.  60  shows  a  diagram  constructed  with  reference  to  a  a 

as  a  base  line.  Ascending  lines  repre- 
sent cuts  and  descending  lines  fills. 
The  high  and  low  points  b  in  the  dia- 
gram are  points  where  the  {grade 
changes  from  cut  to  fill  or  vice  versa. 
The  difference  in  length  between  any 
two  adjacent  vertical  ordinatea  is  the 
volume  of  material  between  these  two 
stations.  A  horizontal  line  c  d  or  a  a 
Fig.  60  drawn  at  any  point  in  the  diagram 
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sk>ws  that  cut  and  fill  between  the  stations,  corresponding  to  the  per- 
pendiculars from  the  ends  of  the  line,  just  balance.  If  the  area  betweei. 
tbf  curved  line  of  the  diagram  and  the  horizontal  line  is  above  the  horizontal 
line,  it  indicates  that  the  cut  is  to  be  moved  forward  to  make  the  fill,  if 
below,  the  cut  is  to  be  moved  backward.  The  total  solidity  between  any 
two  stations  corresponding  to  c  and  d  is  the  value  of  the  maximum  ordinate 
c  b  at  6  measured  between  the  line  c  d  and  b.  The  average  haul  for  a  total 
solidity  above  a  horizontal  line  ed  is  the  area  cdb  between  cd  and  the 
furred  line  of  the  diagram  divided  by  the  total  solidity  e  b,  or  the  average 
haul  is  the  horizontal  distance  betwe*  n  the  centers  of  gravity  of  equivalent 
relume?  of  cut  and  fill. 

To  show  how  the  diagram  is  used,  it  is  necessary  to  state  how  free  haul 
and  overhaul  are  considered  with  reference  to  material  moved  within  the 
limits  of  the  highway  location.  The  interpretation  of  these  two  terms 
by  the  Am.  Ry.  Engrs.  and  Maintenance  of  Way  Assn.  is  briefly  stated 
as  follows:  Free  haul  is  determined  by  fixing  two  points  on  the  profile 
cither  side  of  the  neutral  grade  point  such  that  the  distance  between  them 
equals  the  specified  free  haul  limit  and  the  included  quantities  of  excavation 
sod  embankment  balance.  Material  within  the  free  haul  limit  need  not 
be  considered  further.  The  distance  between  the  center  of  gravity  of  the 
remaining  mass  of  excavation  and  center  of  gravity  of  the  resulting  em- 
bankment less  the  limit  of  free  haul  is  the  length  of  overhaul.  If  the  free 
haul  limit  is#  assumed  to  be  1000  ft,  draw  lines  on  the  mass  diagram  in 
Fig.  60  corresponding  to  line  c  d  which  is  just  1000  ft  long.  Project  the 
verticals  from  c  and  d  to  the  profile.  The  cut  and  fill  between  the  two 
stations  corresponding  to  these  verticals  just  balance.  In  this  particular 
diagram  the  remainder  of  the  mass  r ad  just  balances  r a c  but  there  is 
noe  overhaul  in  moving  rad  to  rac.  The  overhaul  is  the  distance 
between  the  centers  of  gravity  of  these  two  masses  minus  1000  ft.  The 
stations  of  the  centers  of  gravity  of  the  areas  rad  and  r  a  c  of  the  diagram 
can  be  computed  and  the  amount  of  overhaul  determined.  The  cost  of  a 
cubic  yard  of  excavation  plus  the  cost  of  overhaul  should  be  compared 
with  the  cost  of  wasting  the  volume  r  d  and  borrowing  the  volume  r  c. 

Izample.  Suppose  the  coat  of  overhaul  is  2  cents  per  cu  yd,  the  limit  of  free  haul 
1000  ft  and  the  overhaul  calculated  as  described  is  4000  ft  and  the  cost  of  excavation 
is  25  cents  per  cu  yd.  The  cost  then  of  moving  a  cubic  yard  of  earth  from  the  volume 
radtoracia  26 -f2  X  40  »  $1.06.  Suppose  borrow  can  be  obtained  for  35  cents 
a  en  yd.  If  excavation  rad  m  wasted  and  r  a e  is  borrowed,  the  cost  per  cu  yd  is 
tf  +  36  —  60  cents  or  a  saving  of  45  oents  per  cu  yd.  Suppose  the  total  solidity  as 
sealed  from  r  d  is  600  cu  yds,  then  the  saving  accomplished  by  wasting  the  excavation 
sad  borrowing  material  is  600  X  45  cents  -  $270. 

Tins  illustration  is  a  simple  one  but  shows  in  a  general  way  how  the 
diagram  may  be  used.  In  highway  work  the  prices  for  excavation  and 
borrow  are  generally  higher  than  prices  for  the  same  items  in  railroad  work 
and  the  cost  of  overhaul  is  low.  Hence  the  overhauls  have  to  be  of  con- 
siderable length  before  much  saving  is  effected  in  wasting  and  borrowing. 

GENERAL  DATA 

S2.    Cost  of  Surveying  and  Mapping 

Tie  Average  Cost  per  mile  for  surveying,  plotting,  estimating,  and 
staking  road  surveys  may  be  taken  as  follows:  Surveying,  $40;  plotting 
aad  checking,  $15;   estimating,  $15;   tracing,  $5;  staking,  $20;   total,  $95. 
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The  above  costs  are  figured  on  the  basis  that  a  party  of  4  men  will  complete  a  1-mile 
survey  in  2  days  unless  the  line  requires  a  great  many  curves  and  the  number  of  houses 
or  other  objects  to  be  located  is  large,  in  which  case  the  cost  would  be  incrtmwod. 
Board  of  the  men  is  included,  but  not  transportation.  The  plotting  and  checking 
include  cost  of  material,  and  is  figured  on  the  basis  of  men  receiving  $4  per  day. 
Estimating  includes  the  work  of  establishing  the  grade  line  and  its  examination  in  tJie 
field.  The  cost  of  staking  is  figured  on  the  basis  that  a  party  of  4  men  will  ststfce 
1  mile  in  1  day  and  includes  cost  of  board,  but  not  transportation. 

The  average  cost  per  mile  of  surveying  and  plotting  state  roads  in  Penn- 
sylvania preliminary  to  construction  from  June   1911   to  Jan.   1913 
as  follows:    Survey,  $47.40;   plotting,  $11.44;  checking  and  tracing,  $8. 
total  cost  per  mile,  $67.28. 

The  Cost  of  Precise  Leveling  as  carried  out  by  the  U.  S.  Coast  and 
Geodetic  Survey  averages  about  $11  per  mile  and  ranges  from  about  $7 
to  $17  per  mile. 

These  figures  include  the  establishment  of  bench-marks,  transportation  to  sum! 
from  field  of  the  men  and  cost  of  computations,  but  do  not  include  cost  of  instrumen  ^s 
and  stationery.  The  party  was  usually  made  up  of  5  men:  1  observer,  2  rodmen,  1  to 
hold  sunshade  and  1  to  hold  wind  shield.  .The  average  speed  of  the  work  varies  from 
about  100  to  150  miles  per  month. 

The  Cost  of  Measuring  Four  Base  Lines  by  the  U.  S.  Coast  and  Geodetic 
Survey  in  connection  with  the  primary  triangulation  on  the  109th  meridian 
and  the  39th  parallel  in  Colorado,  Utah  and  Nevada  varied  from  $85  to 
$134  per  mile,  an  average  cost  being  $116  per  mile.  The  above  cost  in- 
cludes the  cost  of  standardizing  tapes,  traveling  expenses  and  computations. 
The  average  speed  of  the  work  was  about  1  mile  per  hour. 

The  Cost  of  Primary  Triangulation  work  as  carried  on  by  the  U.  S.  Coast 
and  Geodetic  Survey  is  shown  in  Table  XIII  for  three  different  surveys. 

Table  XIII. — Cost  of  Primary  Triangulation 


Name  of  Arc 


104th  Meridian 

98th  Meridian 

Texas-Calif or'a. 


Ml'' 
39.1 


7 
39.8 
16.7 


82 

266 

94 


•1 

3* 


CO  ft 


6.0 
6.7 
6.6 


$28860 
78187 
88384 


$362 
293 
408 


167 
849 
262 


$173 
109 
147 


720 
1329 
1207 


cs 


$40 
63 
82 


17000 
21666 
49220 


fi£3 
I15 


$1.70 
5.19 

0.78 


Remarks:  The  total  expenses  include  the  cost  of  preparing  and  marking  the  stations 
but  not  the  cost  of  reconaissanee. 

The  Costs  of  Topographical  Surveys  (29)  for  large  areas  and  railroad  pre- 
liminaries are  given  in  Tables  XIV  and  XV.  The  following  notes  should 
be  used  in  connection  with  Table  XIV. 

1.  On  96%  of  the  area,  points  were  established  on  5-ft  contours  with  a  wye  level  smd 
located  with  a  plane-table.  Remaining  6%  was  wooded  and  points  on  5-ft  contours 
were  established  by  and  located  with  a  stadia  traverse.     Land  hilly  with  rise  of  120  ft, 

2.  On  40%  of  the  area,  points  were  established  on  2. 5-ft  contours  and  on  another 
40%  on  5-ft  contours  with  wye  level  and  located  with  plane-table.  Remaining  20^ 
was  wooded  and  points  on  5-ft  contours  were  established  and  located  with  stadia 
traverse.     Land  hilly  with  rise  of  180  ft. 

3.  On  70%  of  the  area,  points  were  established  on  5-ft  contours  with  wye  level  and 
located  with  a  plane-table.  Remaining  30%  was  wooded  and  points  on  5-'t  contours 
were  established  and  located  with  stadia  traverse.    Land  rolling  with  rise  of  80  ft. 
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4.  Ob  40%  of  the  Area,  points  were  established  on  S-ft  contours  and  on  30%  on 
6-ft  contours  with  wye  level  and  located  with  a  plane-table.  Remaining  30%  was 
vooded  and  elevations  were  obtained  by  stadia  and  contours  interpolated.  Extra 
large  number  of  buildings  and  railroads  were  located.  Land  rough  and  mountainous 
with  rise  of  430  ft. 

5.  Points  established  on  6-ft  contours  by  wye  level  and  located  with  plane-table. 
Land  rolling  with  rise  of  60  ft. 

t  On  90%  of  the  area,  points  were  established  on  10-ft  contours  with  wye  level  and 

located  with  a  plane-table.     Remaining  10%  was  wooded  and  points  on  10-ft  contours 

ibhshed  and  located  with  stadia  traverse.     All  roads  were  traversed  and 

Land  hilly  with  a  rise  of  160  ft. 

7.  Survey  made  entirely  with  stadia.    Tape  not  used.    Streams,  ridges  and  two 

easl  outcrop  lines  traversed  and  topography  taken  by  stadia  and  vertical  angles. 

Contours  interpolated.     Levels  on  transit  lines  carried  along  by  stadia  and  vertical 

lines  tied  on  to  outline  survey  made  previously.    Land  rough  and 

with  a  rise  of  1160  ft.    269  miles  of  stadia  work  cost  $14.63  per  mile. 


Table  XTV. — Cost  of  Topographic  Surveys  for  Large  Areas 
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38 
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0.37 
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Aug  to  Oct 
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Sept  to  Dec 
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cost  includes  transportation  and  subsistence  in  Nos.  4  and  7. 
Table  XV. — Cost  of  Topographic  Surveys  for  Railroads 
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Remarks:  Field  cost  includes  transportation  and  subsistence  except  in  case  of  No. 
5.  In  all  cases  the  transit  line  was  chained  except  in  No.  5  where  part  of  the  line  was 
measured  with  stadia.  The  topography  in  Nos.  1  and  2  was  taken  with  a  Y  level 
and  cross  sections;  in  Nos.  3  and  4  with  stadia  and  plane-table;  in  No.  6  with  Y  level  and 
stadia.  Character  of  country:  No.  1,  hilly  and  wooded;  No.  2,  50%  woods  and  moun- 
tains, 50%  open;  No.  8,  rolling  and  open,  extra  large  number  of  locations,  towns,  rail- 
roads, etc;  No.  4,  rolling  and  open,  large  number  of  extra  locations;  No.  5  mountainous 
and  heavily  wooded,  cost  of  reconnaissance  increased  as  no  maps  of  country  were  at 
hand.    The  aboveucosts  in  all  cases  include  making  a  preliminary  estimate. 

33.    Indexing,  Filing  and  Recording 

There  is  considerable  variation  in  the  methods  used  in  different  offices 
in  indexing  and  filing  drawings,  note  books  and  other  information  incidental 
to  the  work. 

Filing  Drawings.  Drawings  are  filed  flat  or  in  rolls.  When  filed  flat 
they  are  usually  put  in  drawers.  Cases  of  drawers  are  manufactured  in 
various  sizes  for  this  purpose.  Drawings  filed  in  this  way  are  prepared 
on  standard  size  sheets  and  in  some  offices  the  size  of  the  standard  sheet 
is  never  exceeded  so  that  there  is  never  any  need  of  folding  a  drawing. 
Some  title  or  number  should  appear  in  the  lower  right  hand  corner  of  the 
drawing  so  that  it  may  be  found  by  turning  up  the  right  hand  corners  of 
the  sheets  in  the  drawer.  If  there  are  several  different  sizes  of  standard 
drawings,  it  is  advisable  to  have  corresponding  different  sizes  of  drawers 
to  accommodate  them.     See  (5). 

There  are  so  many  different  ways  of  filing  drawings  that  only  one  method 
will  be  suggested.  Each  drawing  should  have  a  number.  If  they  are  entirely 
different  in  character,  they  should  also  be  given  a  distinctive  class  letter. 
A  card  should  be  attached  to  the  drawer  that  they  are  filed  in  bearing  the 
class  letter  and  the  range  of  numbers  of  the  drawings  in  the  drawer. 

Long  drawings  cannot  readily  be  filed  flat  and  it  is  more  customary  to 
roll  them  and  sometimes  put  them  in  pasteboard  or  metal  tubes.  The 
rolls  are  placed  in  racks.  Where  drawings  are  filed  in  this  manner,  each 
end  of  the  drawing  should  bear  an  appropriate  title  or  number  so  that  no 
matter  how  the  drawing  is  rolled  up,  its  distinctive  mark  may  be  read  at 
the  end.  The  racks  are  given  the  same  marks  as  the  drawings  which  they 
contain  in  a  similar  manner  to  marking  the  drawers  as  described  above. 

Indexing  Drawings.  The  best  and  most  flexible  method  of  indexing 
drawings  is  by  the  card  index  system.  The  index  cards  can  be  arranged 
in  alphabetical  order  in  the  cases  of  streets,  counties  or  towns  or  numerically 
where  a  system  of  numbered  routes  and  sections  is  employed.  Separate 
indexes  may  be  prepared  for  drawings  of  different,  classes,  such  as  sidewalks, 
streets,  cross-sections,  bridges,  etc.  Each  card  should  contain  a  brief 
description  of  the  drawing,  stating  whether  it  is  a  tracing,  blue-print,  detail 
or  general  drawing;  in  fact,  giving  enough  information  so  that  the  drawing 
desired  may  be  found  from  tha  index.  The  card  should  obviously  be 
marked  with  the  same  distinctive  mark  as  the  drawing.     See  (5). 

Filing  and  Indexing  Notebooks.  Notebooks  should  be  preserved  with 
great  care.  In  fact  in  some  offices  they  are  filed  in  safes  or  fire-proof  vaults. 
They  are  very  valuable,  and  in  event  of  their  loss  it  would  not  only  be  a 
matter  of  great  expense  to  replace  them,  but  the  difficulty  and  confusion 
that  would  arise  would  be  of  even  far  greater  importance.  In  highway 
work  it  is  very  convenient  not  to  have  more  than  one  survey  in  a  book.  If 
a  book  is  taken  from  the  office  into  the  field,  then  only  one  survey  is  out, 
-»  book  should  be  lost  or  destroyed  only  one  survey  is  affected. 
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Having  more  than  one  survey  in  a  notebook  will  frequently  hinder  the 
fidd  or  office  work  in  cases  where  the  notes  of  two  or  more  of  the  surveys 
in  the  book  are  wanted  at  the  same  time  by  different  persons.  Each  note- 
book should  be  given  a  distinctive  title  or  number,  usually  placed  on  the 
back  of  the  book  so  as  to  be  readily  seen.  What  has  been  previously  said 
relative  to  marking  and  indexing  drawings  applies  as  well  to  notebooks. 
A  card  index  is  the  best  form  of  index  to  use.     See  (5). 

Fifing  and  Indexing  Computations.  Many  of  the  routine  office  com- 
putations can  be  tabulated  on  printed  forms.  Such  forms  can  be  prepared 
for  recording  the.  estimate  computations,  triangulation  and  traverse  work 
and  so  on,  so  that  all  the  results  and  important  work  of  the  computations 
m  recorded  in  the  same  manner.  These  forms  not  only  save  time  but  are 
often  an  aid  to  the  computer  in  preventing  omissions.  If  the  forms  are 
punched  they  may  be  filed  in  loose  leaf  notebooks  and  later  be  removed 


and  placed  in  filing  cases 
which  can  be  obtained  in 
almost  any  sise  or  style  de- 
sired. A  card  index  should 
be  prepared  for  each  differ- 
ent kind  of  printed  form  that 
it  used.     See  (5). 

Recording  Progress  of 
Work  is  very  essential  to  the 
smooth  working  of  the  en- 
gineering force  where  any 
great  amount  of  work  is  in 
the  process  of  planning  or 
construction.  The  funda- 
mental idea  in  recording  is 
to  present  the  status  of  the 
particular  part  of  the  work 
m  question  so  that  it  can  be 
quickly  and  easily  inter- 
preted without  looking  over 
a  mass  of  detailed  data. 
See  (5).  See  also  Sec.  29. 
of  construction  work 


Town  of 
Notes 

Traverse  chk'd, 

Rail  chk'd, 
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Rail.  Old  Location       chk'd 
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Grade        chk'd  F.  B. 

Cron  Sections 


Profile  chk'd 

Croes  Sections  chk'd 
Approved  by  Board 

Inked 
Inked 
Inked 


be  recorded  on  blue-prints    Tracing 


Cross  Sections 
SubSections 
For  Grade  of 
For  Grade  of 
For  Grade  of 
Estimate 

For  Grade  of 
For  Grade  of 
For  Grade  of 


Inked 
Inked 
Inked 
Inked 
Inked 
Inked 
Engr.  B.  Inked 

Engr.  B.  Inked 

Engr.  B.  Inked 

Engr.  B.  Inked 

Approved  by  Board 
chk'd  Inked 

chk'd  Inked 

chk'd  Inked 

chk'd  Inked 

chk'd  Inked 


State 
State 
State 
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Plan  and  Pronto 
Title 
Grade 

Road  Section 
Data 

Length 
widths 

Road  Sections 
Center  Line 

Fig. 


Approved  by  Board 


State  and  Town 
State  and  Town 
8tate  and  Town 


or  profile  using  dif- 
crayons,  each 
having  a  distinc- 
SmaU  progress  charts 
can  be  made,  suitable  for  filing 
is  a  loose  leaf  notebook,  on 
the   quantities   of  each 
of   work  sueh  as   ledge, 
etc  for  any  particular 
job  is  plotted  to  any  arbitrary 

The  monthly  progress  of  each  class  of  work  can  be  marked  off  on  its 
to  the  same  scale,  an  appropriate  designation  being  made  by  re- 
tbe  date  or  otherwise  so  that  each  month's  work  is  readily  found.  The 
of  the  construction  of  finished  roads  or  of  surveys  of  roads  on  any  system 
of  highways  can  be  recorded  by  taking  a  plan  map  of  the  system  and  inking  in  the 
road  lengths  as  they  are  built  or  surveyed,  using  different  colored  inks  to  correspond 
intervals  of  time  over  which  the  work  extended. 
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Mobile  force*  mch  as  repair  gangs  or  survey  parties  can  be  kept  track  of  as  to  thai 
location  by  means  of  glass  headed  pins  of  different  colors,  stuck  in  a  plan  map  of  tfa 
system  to  correspond  with  the  location  of  the  men. 

A  form  for  recording  the  progress  of  the  office  work  for  each  survey  is  shown  £ 
Fig.  61.  This  form  is  on  an  8  H  by  11-in  sheet  and  is  punched  for  filing  in  a  loosj 
leaf  notebook.  The  printed  headings  cover  the  different  steps  of  the  work  necessmr 
in  working  up  the  field  notes,  plotting,  estimating  and  tracing.  After  each  bestdin 
a  man  signs  his  initials  and  the  date  on  which  he  completed  that  particular  step  c 
the  work.  When  the  work  is  checked  or  inked  it  is  signed  for  in  the  same  msu&nc 
after  the  heading  checked  or  inked.  This  form  shows  the  condition  of  the  office 
for  any  survey  at  a  glance  and  tends  to  increase  the  efficiency  of  the  office  force. 


34.    General  Tables 


The  tables  in  this  Article  will  be  found  convenient  in  connection 
many  of  the  problems  arising  in  field  and  office  work. 


wit 


Table  XVI. — Linear  Measure  (13) 


Inches 


1 

12 

86 

198 

7920 

68860 


Feet 


0.08833 
1.0 
3.0 
16.6 
660. 
6280. 


Yards 


0.02778 
0.38833 
1.0 
6.5 
220. 
1760. 


Rods 


0.0060606 
0.0606061 
0.1818182 
1. 
40. 
320. 


Furlongs 


0.00012626 

0.00161516 

0.00454646 

0.025 

1. 

8. 


Mil* 


0. 000©  157? 

0. 000 18931 

0.0OO5G81J 

0.008125 

0.126 

1. 


Table 

XVn.— Land 

Measure  (13) 

Square 
Inches 

Square 
Feet 

Square 
Yards 

Square 
Rods 

Acres 

Square 
Miles 

1 

0.006944 
1.00 
9.00 
272.26    . 
48560. 
27878400. 

.0007716 
.111111 
1.00 
30.26 
•4840. 
8097600. 

144 

1296 

39204 

6272640 

0.08806 
1. 
160. 
102400. 

0.0002066 
0.00626 
1. 
640. 

6.660669' 

0.0O1562J 

JL    m 

Table  XVIII.— Cubic  or  Solid  Measure  (13) 


Cubic  Inches 


1 

1728 

46656 

221184 

42768 


Cubic  Feet 


.0006787 

1.00 

27.00 

128.00 

24.75 


Cubic  Yards 


.000021433 
.03703704 

1.000000 

4.074074 
.916666 


Cord 


Porch 


1  cord  -  4  by  4  by  8  ft. 

1  perch  of  masonry  —  16 . 5  by  1 . 5  by  1  ft.    It  is  usually  taken  as  25  cu  fu 
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1 

Table  XIX.- 

-Miles  and  Tenths  Reduced  to  Feet  (13) 

4 ■ 

Mies  ... 
Feet 

1.0 
5280 

1.1 
5808 

1.2 
6386 

1.3 
6864 

1.4 
7392 

1.6 

7924 

1.6 
8446 

1.7 
8976 

1.8 
9604 

1.9 
10032 

0.1 
628 

Miles.  . 
Feet 

2.0 
10660 

2.1 
11088 

2.2 
11616 

2.8 
12144 

2.4 
12674 

2.5 
13204 

2.6 
13728 

2.7 
14256 

2.8 
14784 

2.9 
15812 

0.2 
1066 

MScs 

Feet 

3.0 
15840 

3.1 
16386 

3.2 

16896 

3.8 
17424 

3.4 
17952 

8.5 
18484 

3.6 
19008 

8.7 
19686 

3.8 
20064 

8.9 
20592 

0.3 
1584 

Mites ... 

Feet 

4.0 
21120 

4.1 
21648 

4.2 
22176 

4.3 
22704 

4.4 
28232 

4.5 
23764 

4.6 
24288 

4.7 
24816 

4.8 
25344 

4.9 
25872 

0.4 
2112 

Miles  ... 

5  0 
26400 

5.1 
26928 

5.2 
27456 

5.3 
27984 

5.4 
28512 

5.6 
29044 

6.6 
29668 

5.7 
80096 

5.8 
30624 

5.9 
31152 

0.5 
2644 

Miles 

Feet 

6.0 
31680 

6.1 
32208 

6.2 
32786 

6.8 
33264 

6.4 
33792 

6.5 
84324 

6.6 
84848 

6.7 
35876 

6.8 
86904 

6.9 
36432 

0.6 
8168 

Miles 

Feel 

7.0 
36960 

7.1 

37488 

7.2 
38016 

7.3 
38544 

7.4 
39072 

7.5 
39600 

7.6 
40128 

7.7 
40656 

7.8 
41184 

7.9 
41712 

0.7 
3696 

Feet 

8.0 
42240 

8.1 
42768 

8.2 
43296 

8.3 
43824 

8.4 
44352 

8.5 
44880 

8.6 
45408 

8.7 
45986 

8.8 
46464 

8.9 
46992 

0.8 
4224 

Macs...  . 

feet 

9.0 
47520 

9.1 
48048 

9.2 
48576 

9.3 
49104 

9.4 
49632 

9.6 
60160 

9.6 
60688 

9.7 
51216 

9.8 
61744 

9.9 
62272 

0.9 
4762 

Table  XX. — Inches  and  Fractions  Reduced  to  Decimals  of  a  Foot  (37) 


Inch 

Oln 

1  In 

2  In 

3  In 

4  In 

5  In 

6  In 

7  In 

8  In 

9  In 

10  In 

11  In 

- 

• 
1-64. .  . 

1  32... 

3  94  .  .  . 

1-16  . 

0 

0018 

.0026 

.0089 

.0052 

.0833 
.0846 
.0859 
.0872 
.0886 

.1667 
.1680 
.1693 
.1706 
.1719 

.2600 
.2613 
.2526 
.2639 
.2552 

.8333 
.8846 
.3369 
.3372 
.3386 

.4167 
.4180 
.4198 
.4206 
.4219 

.6000 
.6013 
.5026 
.6039 
.5052 

.6833 
.6846 
.5859 
.6872 
.6885 

.6667 
.6680 
.6693 
.6706 
.6719 

.7600 
.7613 
.7626 
.7639 
.7662 

.8888 
.8346 
.8859 
.8372 
.8386 

.9167 
.9180 
.9193 
.9206 
.9219 

£-64   . 

332.  .  > 
7-64... 
1-3.  . 

.0065 
.0078 
.0091 
.0104 

.0898 
.0911 
.0924 
.0987 

.1732 
.1745 
.1758 
.1771 

• 

.2565 
.2578 
.2691 
.2604 

.3398 
.3411 
.8424 
.8437 

.4232 
.4245 
.4258 
.4271 

.6065 
.6078 
.6091 
.5104 

.6898 
.5911 
.5924 
.6937 

.6732 
.6745 
.6758 
.6771 

.7565 

.7578 
.7691 
.7604 

.8898 
.8411 
.8424 
.8437 

.9232 
.9245 

.9258 
.9271 

9-64  .  . 
5-32 
r  11-64 
3-16  . 

.0117 

.0139 

0143 

0156 

.0951 
.0964 
.0977 
.0990 

.1784 
.1797 
.1810 
.1823 

.2617 
.2630 
.2643 
.2666 

.8451 
.3464 
.3477 
.3490 

.4284 
.4297 
.4810 
.4328 

.6117 
.5130 
.5148 
.5156 

.6951 
.5964 
.5977 
.5990 

.6784 
.6797 
.6810 
.6823 

.7617 
.7630 
.7648 
.7656 

.8451 
.8464 
.8477 
.8490 

.9284 
.929'/ 
.9810 
.9823 

13-64  .. 

7-32  .  . 
15-64.  . . 

1-4  ... 

.0169 
.0182 
.0195 
.0208 

.1003 
.1016 
.1029 
.1042 

.1836 
.1849 
.1862 
.1875 

.2669 
.2682 
.2695 
.2708 

.3503 
.8516 
.3529 
.3642 

.4336 
.4349 
.4862 
.4875 

.5169 
.5182 
.5195 
.6208 

.6008 
.6016 
.6029 
.6042 

.6836 
.6849 
.6862 
.6875 

.7669 
.7682 
.7695 
.7708 

.8508 
.8516 
.8529 
.8542 

.9336 
.9349 
.9362 
.9875 

1  17-64... 
9-32 
13-64   . 

6-16 

.0221 
0234 
0247 

.0260 

.1056 
.1068 
.1081 
.1094 

.1888 
.1901 
.1914 
.1927 

.2721 
.2784 
.2747 
.2760 

.3556 
.3568 
.8581 
.3594 

.4388 
.4401 
.4414 
.4427 

.5221 
.5284 

.5247 
.6260 

.6055 
.6068 
.6081 
.6094 

.6888 
.6901 
.6914 
.6927 

.7721 
.7734 
.7747 
.7760 

.8656 
.8568 
.8581 
.8594 

.9888 
.9401 
.9414 
.9427 

21-64  . 
11-32  . 
23-64  .. 

3-8  .. 

.0273 
.0286 
.0299 
.0312 

.1107 
1120 
1133 
1146 

.1940 
.1963 
.1966 
.1979 

.2773 
.2786 
.2799 
.2812 

.8607 
.8620 
.8633 
.8646 

.4440 
.4463 
.4466 
.4479 

.5273 
.6286 
.6299 
.6312 

.6107 
.6120 
.6138 
.6146 

.6940 
.6963 
.6966 
.6979 

.7773 
.7786 
.7799 
.7812 

.8607 
.8620 
.8683 
.8646 

.9440 
.9468 
.9466 
.9479 

Surveys  and  Office  Practice 


Sect.  5 


324 
Table  XX. —  Inches  and  Fractions  Reduced  to  Decimals  of  a  Foot  (37) 


Inch 


26-64.. 

18-82  . 

27-64.. 

7-16. . 

29-64.. 

16-82.. 

81-64.. 

1-2... 

88-64.. 

17-82.. 

86-64.. 

9-16.. 

87-64.. 
19-82.. 
89-64.. 

41-64.. 
21-82.. 
48-64.. 
11-16.. 

46-64.. 
23-82.. 

47-64.. 
8-4... 

49-64.. 
25-82.. 
61-64.. 
18-16. . 

68-64.. 

27-82.. 

66-64.. 

7-8... 

67-64.. 
29-82.. 
69-64.. 
16-16.. 

61-64.. 
81-82.. 
63-64.. 


Oln 


.0326 
.0339 
.0352 
.0365 

.0378 
.0391 
.0404 
.0417 

.0480 
.0443 
.0456 
.0469 

.0482 
.0496 
.0508 
.0521 

.0534 
.0547 
.0560 
.0578 

.0586 
.0699 
.0612 
.0625 

.0638 
.0651 
.0664 
.0677 

.0690 
.0703 
.0716 
.0729 

.0742 
.0755 
.0768 
.0781 

.0794 
.0807 
.0820 


lln 


.1169 
.1172 
.1185 
.1198 

.1211 
.1224 
.1287 
.1250 

.1268 

.1276 
.1289 
.1302 

.1316 
.1828 
.1841 
.1354 

.1367 
.1380 
.1398 
.1406 

.1419 
.1482 
.1445 
.1458 

.1471 
.1484 
.1497 
.1510 

.1528 
.1536 
.1549 
.1562 

.1576 
.1589 
.1602 
.1615 

.1628 
.1641 
.1654 


2  In 


.1992 
.2005 
.2018 
.2081 

.2044 
.2067 
.2070 
.2088 

.2096 
.2109 
.2122 
.2185 

.2148 
.2161 
.2174 
.2188 

.2201 
.2214 
.2227 
.2240 

.2258 
.2266 
.2279 
.2292 

.2305 
.2318 
.2831 
.2844 

.2857 
.2870 
.2383 
.2896 

.2409 
.2422 
.2435 
.2448 

.2461 
.2474 
.2487 


8  In 


.2826 
.2889 
.2852 
.2865 

.2878 
.2891 
.2904 
.2917 

.2980 
.2943 
.2956 
.2969 

.2982 
.2995 
.3008 
.8021 

.8034 
.8047 
.3060 
.3073 

.8086 
.8099 
.3112 
.3125 

.3138 
.3151 
.3164 
.8177 

.8190 
.8203 
.3216 
.8229 

.8242 
.8265 
.3268 
.8281 

3294 
.8807 
.3320 


4  In 


.3659 
.8672 
.3685 
.3698 

.8711 
.3724 
.8787 
.8750 

.8768 
.3776 
.8789 
.8802 

.3815 
.3828 
.3841 
.3854 

.8867 
.8880 
.8893 
.3906 

.8919 
.8982 
.3945 
.3958 

.8971 
.3984 
.8997 
.4010 

.4028 
.4036 
.4049 
.4062 

.4076 
.4089 
.4102 
.4115 

.4128 
.4141 
.4154 


6  In 


.4492 
.4506 

.4518 
.4531 

.4544 
.4667 
.4570 
.4588 

.4596 
.4609 
.4622 
.4686 

.4648 
.4661 
.4674 
.4688 

.4701 
.4714 
.4727 
.4740 

.4758 
.4766 
.4779 
.4792 

.4805 
.4818 
.4881 
.4844 

.4857 
.4870 
.4888 
.4896 

.4909 
.4922 
.4936 
.4948 

.4961 
.4974 
.4987 


6  In 


.5326 
.5889 
.5352 
.5856 

.6378 
.5891 
.6404 
.5417 

.6430 
.5443 
.6466 
.6469 

.5482 
.5496 
.5508 
.5521 

.5534 
.5547 
.6660 
.5673 

.5686 
.6699 

.5612 
.5625 

.5638 
.5661 
.6664 
.5677 

.5690 
.6708 
.5716 
.5729 

.5742 
.5755 
.6768 
.5781 

.5794 
.5807 
.5820 


7  In 


.6172 
.6185 
.6198 

.6211 
.6224 
.6237 
.6250 

.6263 
.6276 
.6289 
.6802 

.6815 
.6828 
.6341 
.6854 

.6367 
.6880 
.6898 
.6406 

.6419 
.6482 
.6446 
.6458 

.6471 
.6484 
.6497 
.6510 

.6528 
.6536 
.6549 
.6562 

.6576 
.6589 
.6602 
.6615 

.6628 
.6641 
.6654 


8  In  9  In 


6159  .6992 


.7005 
.7018 
.7081 

.7044 
.7067 
.7070 
.7088 

.7096 
.7109 
.7122 
.7186 

.7148 
.7161 
.7174 
.7188 

.7201 
.7214 
.7227 
.7240 

.7253 
.7266 
.7279 
.7292 

.7305 
.7818 
.7331 
.7844 

.7357 
.7870 
.7388 
.7896 

.7409 
.7422 

.7435 
.7448 

.7461 
.7474 
.7487 


.7826 
.7889 
.7852 
.7865 

.7878 
.7891 
.7904 
.7917 

.7930 
.7943 
.7956 
.7969 

.7982 
.7995 
.8008 
.8021 

.8034 
.8047 
.8060 
.8073 

.8086 
.8099 
.8112 
.8125 

.8188 
.8151 
.8164 
.8177 

.8190 
.8208 
.8216 
.8229 

.8242 
.8256 
.8268 
.8281 

.8294 
.8807 
.8820 


10  In 


.8659 
.8672 
.8685 
.8698 

.8711 
.8724 
.8737 
.8750 

.8763 
.8776 
.8789 
.8802 

.8816 
.8828 
.8841 
.8854 

.8867 
.8880 
.8893 
.8906 

.8919 
.8932 
.8946 
.8958 

.8971 
.8984 
.8997 
.9010 

.9023 
.9086 
.9049 
.9062 

.9076 
.9089 
.9102 
.9115 

.9128 
.9141 
.9154 


I 
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Table  XXI. 


-Natural  Sines  and  Cosines  (10b) 

sure 


Afifh 

r 

if/ 

2T 

ftr 

46* 

ft* 

or 

r 

0.00000 

0.00291 

0.00582 

0.00873 

0.01164 

0.01454 

0.01745 

8ft 

i 

0.01745 

0.02036 

0.02327 

0.02618 

0.02908 

0.03199 

0.08490 

88 

t 

0.08490 

0.03781 

0.04071 

0.04362 

0.04653 

0.04948 

0.05284 

87 

» 

0.05234 

0.05524 

0.05814 

0.06105 

0.06395 

0.06685 

0.06976 

86 

# 

0.06976 

0.07266 

0.07556 

0.07846 

0.08186 

0.08426 

0.08716 

86° 

*• 

0.08716 

0.09005 

0.09295 

0.09585 

0.09874 

0.10164 

0.10458 

84 

t 

0.10453 

0.10742 

0.11031 

0.11820 

0.11609 

0.11898 

0.12187 

8ft 

i 

0.12187 

0.12476 

0.12764 

0.13053 

0.13341 

0.13629 

0.13917 

82 

% 

0.13917 

0.14205 

0.14493 

0.14781 

0.15069 

0.15356 

0.15643 

81 

• 

0.15648 

0.15931 

0.16218 

0.16605 

0.16792 

0.17078 

0.17365 

86° 

ir 

0.17365 

0.17651 

0.17987 

0.18224 

0.18509 

0.18795 

0.19081 

7ft 

ii 

0.19081 

0.19366 

0.19652 

0.19937 

0.20222 

0.20507 

0.20791 

78 

it 

0.20791 

0.21076 

0.21360 

0.21644 

0.21928 

0.22212 

0.22495 

77 

ft 

0.22495 

0.22778 

0.23062 

0.23845 

0.23627 

0.53910 

0.24192 

76 

u 

0.24192 

0.24474 

0.24756 

0.25088 

0.26820 

0.25601 

0.25882 

7ft9 

ir 

0.25882 

0.26168 

0.26448 

0.26724 

0.27004 

0.27284 

0.27564 

74 

n 

0.27564 

0.27843 

0.28123 

0.28402 

0.28680 

0.28959 

0.29287 

7S 

» 

0.29237 

0.29515 

0.29793 

0.30071 

0.30348 

0.30625 

0.80902 

72 

ft 

0.30902 

0.31178 

0.31454 

0.31730 

0.32006 

0.32282 

0.82567 

71 

b 

0.32557 

0.32832 

0.83106 

0.33881 

0.38655 

0.38929 

0.34202 

7ft* 

ftp 

0.34202 

0.34476 

0.34748 

0.85021 

0.85293 

0.85665 

0.85887 

6ft 

ft 

0.35837 

0.36108 

0.86879 

0.86650 

0.36921 

0.37191 

0.87461 

68 

ft 

0.37461 

0.87730 

0.37999 

0.88268 

0.38537 

0.38805 

0.89073 

67 

ft 

0.39073 

0.39341 

0.89608 

0.39876 

0.40142 

0.40408 

P. 40674 

66 

ft 

0.40674 

0.40989 

0.41204 

0.41469 

0.41784 

0.41998 

0.42262 

6f» 

ar 

0.42262 

0.42525 

0.42788 

0.43051 

0.43318 

0.48675 

0.48887 

64 

a 

0.48887 

0.44098 

0.44359 

0.44620 

0.44880 

0.45140 

0.45899 

6S 

ft 

0.45899 

0.45658 

0.45917 

0.46175 

0.46433 

0.46690 

0.46947 

ft2 

ft 

0.46947 

0.47204 

0.47460 

0.47716 

0.47971 

0.48226 

0.48481 

61 

ft 

0.48481 

0.48735 

0.48989 

0.49242 

0.49495 

0.49748 

0.50000 

or 

ar 

0.50000 

0.50252 

0.50508 

0.50764 

0.51004 

0.51254 

0.51504 

5ft 

ft 

0.51504 

0.51758 

0.52002 

0.52250 

0.52498 

0.52745 

0.52992 

58 

ft 

0.52992 

0.63238 

0.58484 

0.63730 

0.53975 

0.54220 

0.64464 

57 

Jft 

0.54464 

0.54708 

0.54951 

0.55194 

0.55436 

0.55678 

0.65919 

66 

ft 

0.55019 

0.56160 

0.56401 

0.56641 

0.56880 

0.67119 

0.57858 

66° 

ftp 

0  57358 

0.57596 

0.67888 

0.68070 

0.58807 

0.68548 

0.58779 

54 

* 

0.58779 

0.59014 

0.59248 

0.59482 

0.59716 

0.59949 

0.60182 

5ft 

ft 

0. 601 82 

0.60414 

0.60645 

0.60876 

0.61107 

0.61887 

0.61566 

52 

ft 

0.61566 

0.61795 

0.62024 

0.62251 

0.62479 

0.62706 

0.62932 

51 

m 

0.62932 

0.63158 

0.63388 

0.63608 

0.63882 

0.64056 

0.64279 

6ft° 

4W 

0.64279 

0.64501 

0.54723 

0.64945 

0.65166 

0.65886 

0.65606 

4ft 

41 

0.65606 

0.65825 

0.66044 

0.66262 

0.66480 

0.66697 

0.66913 

48 

42 

0.66913 

0.67129 

0.67344 

0.67559 

0.67773 

0.67987 

0.68200 

47 

4ft 

0.68200 

0.68412 

0.68624 

0.68835 

0.69046 

0.69256 

0.69466 

46 

44 

0.69466 

0.69675 

0.69883 

0.70091 

0.70298 

0.70505 

0.70711 

45° 

•r 

W 

4T 

W 

W 

16/ 

r     i 

Ingle 
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Table  XXI.— Natural  Sines  and  Cosines  (10b) 

SINB 


Angle  V 

W 

W 

W 

4f 

W    """ 

w 

48° 

0.70711 

0  70916 

0.71121 

0.71326 

0.71629 

0.71782 

0.71984 

4* 

0.71981 

0.72186 

0.72387 

0.72537 

0.72737 

0.72987 

0.73135 

47 

0.78135 

0.73333 

0.73531 

0.73728 

0.73924 

0.74120 

0.74314 

48 

0.74814 

0.74509 

0.74703 

0.74896 

0.75088 

0.75280 

0.76471 

48 

0.76471 

0.75661 

0.75861 

0.76041 

0.76229 

0.76417 

0.76604 

88° 

0.76604 

0.76791 

0.76977 

0.77162 

0.77847 

0.77681 

0.77715 

61 

0.77715 

0.77897 

0.78079 

0.78261 

0.78442 

0.78622 

0.78801 

58 

0.78801 

0.78980 

0.79158 

0.79335 

0.79612 

0.79688 

0.79864 

M 

0.79864 

0.80088 

0.80212 

0.80886 

0.80568 

0.80730 

0.80902 

84 

0.80902 

0.81072 

0.81242 

0.81412 

0.81680 

0.81748 

0.81915 

«° 

0.81915 

0.82082 

0.82248 

0.82413 

0.82577 

0.82741 

0.82904 

68 

0.82904 

0.83066 

0.88228 

0.83889 

0.83549 

0.83708 

0.83867 

67 

0.88867 

0.84025 

0.84182 

0.84389 

0.84496 

0.84650 

0.84805 

68 

0.84805 

0.84959 

0.85112 

0.86264 

0.86416 

0.85667 

0.85717 

68 

0.85717 

0.85866 

0.86015 

0.86163 

0.86810 

0.86467 

0.86603 

er 

0.86603 

0.86748 

0.86892 

0.87086 

0.87178 

0.87821 

0.87462 

*i 

0.87462 

0.87603 

0.87743 

0.87882 

0.88020 

0.88158 

0.88295 

« 

0.88295 

'0.88481 

0.88566 

0.88701 

0.88835 

0.88969 

0.89101 

68 

0.89101 

0.89232 

0.89363 

0.89493 

0.89623 

0.89752 

0.89879 

<4 

0.89879 

0.90007 

0.90133 

0.90269 

0.90383 

0.90607 

0.90681 

W> 

0.90681 

0.90758 

0.90876 

0.90996 

0.91116 

0.91286 

0.91355 

68 

0.91355 

0.91472 

0.91590 

0.91706 

0.91822 

0.91986 

0.92060 

87 

0.92050 

0.92164 

0.92276 

0.92888 

0.92499 

0.92609 

0.92718 

68 

0.92718. 

0.92827 

0.92935 

0.93042 

0.98148 

0.93253 

0.98868 

00 

0.93368 

0.98462 

0.93666 

0.98667 

0.98769 

0.98869 

0.98969 

7t° 

0.93969 

0.94068 

Q. 94167 

0.94264 

0.94861 

0.94457 

0.94652   1 

71 

0.94552 

0.94646 

0.94740 

0.94832 

0.94924 

0.95015 

0.95106   f 

w 

0.95106 

0.96195 

0.96284 

0.96372 

0.95459 

0.96645 

0.95680 

7S 

0.95630 

0.95715 

0.95799 

0.95882 

0.95964 

0.96046 

0.96126 

94 

0.96126 

0.96206 

0.96286 

0.96863 

0.96440 

0.96517 

0.96693 

7*° 

0.96593 

0.96667 

0.96742 

0.96815 

0.96887 

0.96959 

0.97080 

I 

78 

0.97080 

0.97100 

0.97169 

0.97287 

0.97304 

0.97871 

0.97437 

1 

77 

0.97437 

0.97602 

0.97566 

0.97630 

0.97692 

0.97754 

0.97815 

1 

78 

0.97815 

0.97876 

0.97984 

0.97992 

0.98060 

0.98107 

0.98163 

1 

78 

0.98168 

0.98218 

0.98272 

0.98325 

0.98878 

0.98480 

0.98481 

\ 

88° 

0.98481 

0.98681 

0.98580 

0.98629 

0.98676 

0.98723 

0.98769 

81 

0.98769 

0.98814 

0.98868 

0.98902 

0.98944 

0.98986 

0.99027 

82 

0.99027 

0.99067 

0.99106 

0.99144 

0.99182 

0.99219 

0.99256 

> 

88 

0.99255 

0.99290 

0.99324 

0.99357 

0.99390 

0.99421 

0.99462 

■ 

84 

0.99452 

0.99482 

0.99511 

0.99540 

0.99567 

0.99594 

0.99619 

i 
i 

86° 

0.99619 

0.99644 

0.99668 

0.99692 

0.99714 

0.99786 

0.99766 

88 

0.99756 

0.99776 

0.99795 

0.99813 

0.99831 

0.99847 

0.99863 

87 

0.99863 

0.99878 

0.99892 

0.99905 

0.99917 

0.99929 

0.99989 

88 

0.99989 

0.99949 

0.99958 

0.99966 

0.99973 

0.99979 

0.99986 

■ 

88 

0.99985 

0.99989 

0.99993 

0.99996 

0.99998 

1.00000 

1.00000 

W 

W 

4* 

W 

W 

IV 

f   Ai 
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Table  XXII. — Natural  Tangents  and  Cotangents  (10b) 

TANGENT 


Angle       r 

W 

ar 

W 

40' 
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Table  XXII. — Natural  Tangents  and  Cotangents  (10b) 
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ROAD  SYSTEMS 

1.    Development  of  Roads 

Development.  Roads  since  the  earliest  times  have  been  a 
and  important  factor  in  the  growth  and  development  of  a  country. 
About  200  B.  C,  Europe,  northern  Africa,  part  of  Asia  Minor  and  Arabia 
wre  traversed  by  a  system  of  roads,  comprising  some  48  500  miles,  built 
by  the  Romans.  While  the  development  of  many  roads  has  been  for 
purposes  of  military  operations,  the  great  majority  have  been  built  for 
the  transportation  of  materials  or  persons  from  one  place  to  another  in 
tunes  of  peace.  The  road  systems  of  Europe  have  been  improved  to  a 
much  greater  extent  than  those  in  the  United  States,  mainly  because  road 
building  in  Europe  is  extensively  undertaken  by  some  of  the  national 
nvernments  and,  furthermore,  because  the  countries  were  largely  settled 
before  "the  advent  of  the  railroad  and  hence  roads  were  the  only  means 
•tt  intercommunication  between  inland  towns  and  cities. 

The  road  systems  of  the  United  States  have  grown  gradually  with  the 
development  of  the  country  and  as  new  settlements  have  been  made.  The 
irst  connecting  link  between  an  old  and  new  settlement  was  simply  a  path 
or  biased  trail.  Later,  as  necessity  demanded,  the  path  was  widened  to 
accommodate  pack  animals  and  still  further  improved  as  the  settlements 
pew  and  wheeled  vehicles  came  into  use.  Tho  constant  addition  of  new 
settlements  and  the  opening  up  of  roads  connecting  them  with  the  older 
settlements  account  for  most  of  the  existing  roads.  Due  to  the  way  these 
systems  have  gradually  developed  direct  routes  between  large  cities  at  a 
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great  distance  apart  are  not  frequently  found,  but  the  route  is  made  up 
of  the  connecting  roads  between  the  smaller  towns  situated  between  tbc 
cities.  Alignment  and  grade  usually  were  not  given  much  consideration  in 
laying  out  the  original  roads,  the  main  object  being  to  form  a  connecting 
link  between  two  places  with  as  little  expense  and  labor  as  possible. 

Lewis,  in  a  report  (22)  to  the  3rd  Int.  Road  Cong,  covered  the  fundamentals  ol 
the  historical  development  of  highways  as  follows:  "Among  the  oldest  institutions 
of  civilized  countries  are  their  highways.  Their  origin  was  due  to  the  necessity  oi 
traveling  and  moving  materials  from  one  point  to  another  not  far  distant,  usually 
.between  farm  and  market,  or  between  adjacent  communities  or  centers  of  population. 
The  distances  traversed  were  short,  the  speed  was  slow,  the  methods  of  transportation 
were  crude,  and  the  total  amount  of  movement  was  slight.  As  each  additional  centei 
of  population  developed  it  was  connected  with  the  nearest  similar  center  and  tttua 
with  other  centers  thru  already  existing  roads.  Towns  separated  by  considerable 
distances  were  connected  with  each  other  by  means  of  the  series  of  local  connections, 
and  rarely  were  direct  routes  provided  between  widely  separated  towns,  except  in  a 
few  cases  where  the  shortest  practicable  roads  between  distant  points  were  lain  out 
and  constructed  for  military  purposes.  In  the  United  States,  where  centers  of  popu- 
lation were  early  established  at  points  remote  from  each  other,  such  centers  were 
connected  by  roads  which  have  since  developed  into  important  and  reasonably  direct 
arteries  of  traffic,  such  as  those  connecting  New  York  with  Boston,  Albany  and  Phil- 
adelphia. The  distances  covered  by  these  three  roads  were,  respectively,  about  230. 
150,  and  100  miles.  Transcontinental  trails  followed  by  those  seeking  homes  in  newly 
developing  parts  of  the  country  have  in  comparatively  few  years  become  long,  direct 
highways,  but  important  and  populous  cities  which  have  grown  up  far  from  the  lines 
of  these  trails  have  not  been  connected  with  each  other  by  direct  roads.  The  original 
highways,  whether  long  or  short,  were  seldom  actually  constructed;  they  merely  grew* 
the  way  was  often  cleared  thru  forest,  but  there  was  little  grading,  very  slight  attempt 
at  drainage,  and  little  more  than  the  native  soil  in  the  way  of  road  surface.  The 
tractive  force  required  in  proportion  to  the  load  was  very  great,  and  the  gradients 
were  necessarily  light.  These  moderate  gradients  were  not  secured  by  cutting  down 
the  hills  and  filling  up  the  valleys,  but  by  detours,  short  or  long,  as  the  topography 
required.  While  new  roads  have  been  laid  out,  they  have  been  made  branches  from 
or  extensions  of  these  old  roads,  and  surprisingly  little  has  been  done  toward  the 
rectification  of  the  lines  or  the  betterment  of  the  gradients  of  what  have  become  trunk 
highways.  The  distance  traversed  by  the  individual  vehicle  in  a  single  trip  was  alight. 
rarely  exceeding  20  miles,  while  the  average  distance  covered  was  probably  not  snore 
than  half  as  great.  Since  the  introduction  of  self-propelled  vehicles,  with  their  greatly 
increased  radius  of  action,  the  loss  of  time,  energy  and  money  caused  by  lack  of  direct- 
ness in  highways  has  been  more  apparent,  and  it  is  obvious  that  any  intelligent  plan 
for  the  improvement  and  extension  of  an  existing  system  of  roads  or  the  development 
of  a  new  system  must  include  the  correction  of  alignment  in  existing  roads,  and  pro- 
vision  for  direct  routes  between  important  centers." 

Status  of  Roads  in  the  United  States.  Table  I,  compiled  from  records 
gathered  by  the  U.  S.  O.  P.  R.,  gives  for  1914  the  mileage  of  rural  and 
surfaced  roads,  and  other  data  relative  thereto,  for  each  State. 

2.    Classification  of  Roads 

In  the  United  States  there  is  no  national  system  of  roads,  altho  several 
schemes  of  federal  aid  and  of  national  highways  have  been  proposed.  Under 
the  Federal-Aid  Road  Act  of  1916,  the  United  States  Government  was 
empowered  to  extend  financial  aid,  under  certain  provisions,  to  the  several 
states  for  the  construction  of  rural  post  roads.  Several  sectional  and  na- 
tional organisations  have  proposed  interstate  highway  systems.  The  most 
comprehensive  system,  aggregating  100  000  miles,  is  advocated  by  the 
National  Highways  Association. 

The  construction  of  roads  is  therefore  undertaken  by  the  states  and  their 
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Table  I.— Road  Mileage  in  the  United  States  in  1914  (34b) 


Total 
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Sur- 
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MlLBAGB 
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State 
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of 
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tion 
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of 
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1000 
Rural 
Popula- 
tion 

Alabama 

66  446 
12  076 
60  748 
61039 
89  780 
14  061 

8  674 

17  995 
80  669 
24  896 

95  647 

73  847 
104  074 
111062 

67  916 
24  668 
23  687 
16  459 

18  681 

74  190 
98  517 

45  779 

96  041 
39  204 
80  272 
12  182 
14  020 
14  817 
11878 
79  398 
60  758 

68  796 
86  354 

107  916 
36  819 
91655 
2170 
42  226 
96  306 

46  050 
128  960 

8  810 
14  249 
58  888 
42  428 
82  024 

75  707 
14  797 

4  988 

258 

1097 

10  279 

1193 

2  976 

243 

2880 

12842 

679 

11606 

30  962 

614 

1148 

12  403 
2  067 
2  762 

2  489 
8  505 
7828 

3  967 
2133 
6  712 

609 
1204 

262 
1659 
5897 

261 

15  686 

6008 

966 
30  669 

121 

4  726 
9982 

698 
3  270 

363 
8102 
10  526 
1158 
1442 
8909 
4922 
1064 

13  899 
468 

8.99 

2.09 

2.16 

16.84 

8.00 

21.16 

6.62 

15.72 

16.80 

2.78 

12.02 

42.20 

0.59 

1.03 

21.40 

8.42 

11.74 

15.10 

45.63 

10.56 

4.24 

4.66 

6.98 

1.66 

1.60 

2.14 

11.83 

39.80 

2.20 

19.60 

11.82 

1.38 

35.16 

0.11 

12.88 

10.90 

81.96 

7.74 

0.87 

17.69 

8.16 

18.09 

10.12 

7.82 

11.61 

3.80 

17.60 

8.10 

1.08 
0.11 
0.96 
0.39 
0.38 
2.92 
1.86 
0.83 
1.37 
0.29 
1.71 
2.03 
1.87 
1.35 
1.44 
0.54 
0.79 
1.65 
2.32 
1.29 
1.15 
0.98 
1.39 
0.27 
1.04 
0.11 
1.55 
1.97 
0.09 
1.66 
1.04 
0.98 
2.12 
1.65 
0.88 
2.22 
2.08 
1.38 
1.26 
1.10 
0.49 
0.11 
1.66 
1.82 
0.63 
1.38 
1.37 
0.16 

81.3 
86.5 
36.9 
67.2 

100.9 

122.3 
34.9 
33.6 
88.9 
96.4 
44.2 
47.1 
67.3 
92.7 
88.4 
21.1 
65.3 
26.8 
77.5 
50.0 
76.3 
28.8 
60.6 

161.6 
91.0 

177.8 
79.9 
28.6 
42.3 
41.2 
26.8 

138.8 
41.0 
80.7 

100.6 
80.2 

120.8 
32.7 

189.8 
26.4 
43.6 
43.9 
76.2 
88.7 
79.0 
82.3 
56.9 

147.9 

0.097 
0.002 
0.020 
0.066 
0.011 
0.617 
1.240 
0.062 
0.210 
0.008 
0.207 
0.858 
0.001 
0.014 
0.808 
0.060 
0.092 
0.250 
1.068 
0.136 
0.036 
0.046 
0.097 
0.004 
0.001 
0.002 
0.184 
0.784 
0.002 
0.328 
0.123 
0.013 
0.760 
0.002 
0.049 
0.220 
0.649 
0.107 
0.004 
0.194 
0.401 
0.014 
0.168 
0.097 
0.073 
0.044 
0.242 
0.005 

2.82 

1.79 

Arkansas                  ... 

0.80 

California 

11.82 

Colorado 

8.02 

Connecticut 

25.89 

Delaware 

2.82 

5.29 

5.96 

Mf£T~ 

2.66 

TOaafa 

6.37 

Indiana 

19.88 

Iowa 

0.39 

0.96 

Kentucky 

7.15 

T^raUana 

1.78 

Urine 

7.65 

Maryland 

3.90 

Massachusetts 

35.29 
5.28 

Mhmeeota 

2.42 

»*•*»•     » 

1.34 

Missouri  T 

8.64 

Nebraska 

2.51 
1.86 

Nevada 

New  Jersey 

3.82 
9.47 
9.40 

NewMeaeo 

New  York 

0.93 
8.10 

North  Carolina 

North  Dakota 

Ohio 

3.18 

1.86 

14.54 

Oklahoma 

0.09 

12.89 

Pennsylvania 

Rhode  Island 

South  Carolina 

8.29 
38.59 
2.53 
0.72 
4.64 

Texas 

3.56 

TTrah 

6.76 

7.71 

***    »  » 

2.46 

9.17 

West  Virginia 

Wsjcfttiiin 

1.07 
10.08 

Wyoming 

4.56 

Uaited  States 

2  445  760 

267  291 

10.52 

0.82 

49.6 

0.086 

6.21 

subsidiary  governments.     The  road  classification  common  to  the    United 
States  is  usually  as  follows:  state  roads,  county  roads  and  town  roads. 

QaewftraHon   of   Pennsylvania  Roads  by  Foster  (19).    "The  highways   existing 
Jo  the  state  of  Pennsylvania  may  be  divided  into  several  classes,  namely:    The  old 
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Indian  and  animal  trails;  the  state  roads  Including  the  provincial  highways;  the  toll 
roads,  or  those  built  by  corporations;  and  the  local  or  township  roads. 

"The  first  class,  the  old  Indian  and  animal  trails  or  roads,  usually  follow  the  valleys 
made  by  creeks  and  rivers  and  run  along  the  line  of  least  resistance,  and  any  change 
in  the  alignment  will  consist,  in  a  great  measure,  in  the  elimination  of  existing  crossings 
or  in  the  necessity  of  an  increased  number  of  crossings  of  the  parallel  waterway. 
Changes  will  be  necessary  in  order  to  escape  extensive  maintenance,  due  to  slips  or 
washouts;  on  account  of  the  necessity  of  raising  the  grade  of  the  highway  to  a  point 
beyond  highwater;  and,  in  order  to  eliminate  the  usual  heavy  grade  that  is  found 
where  a  road  has  followed  a  valley  to  its  head. 

"The  second  class,  or  state  roads,  are  those  highways  known  as  stage  roads  and 
offer  a  wide  field  for  relocation,  as  this  type  of  highway  was  constructed  seemingly 
without  regard  to  economy,  safety,  or  comfort,  and,  apparently  laid  out  with  a  view 
of  obtaining  the  most  direct  line  between  two  points.  The  changes  most  readily  deter- 
mined on  this  class  of  highways,  consist  of  relocating  them  around  the  bases  of  hills 
and  along  the  ridges,  thus  eliminating  the  steep  grades,  with  probably  very  little  if 
any  increased  length,  and  at  little  cost  or  less  cost  than  the  heavy  construction  work 
and  excessive  maintenance  charges  necessary  in  allowing  them  to  remain  where  they 
are.  The  provincial  roads  also  coming  under  the  class  of  state  highways  need  little 
realignment,  except  in  instances  where  a  relocation  is  necessary  on  account  of  some 
foreign  development  which  has  caused  a  divergence  from  the  original  alignment;  and 
the  amount  of  relocation  and  the  extent  thereof  will  depend  in  a  great  measure  on 
the  money  available  for  property  damages,  as  this  type  of  road,  owing  to  its  long 
number  of  years  of  use,  will  be  found  to  traverse  sections  of  the  country  which  have 
been  more  or  less  built  up. 

"The  third  class,  toll-roads,  were  built  for  corporations  and  were  constructed  with 
economy  as  to  maintenance;  and  the  thoroness  of  their  construction  and  the  extent 
to  which  they  were  improved  were  dependent  on  the  expected  monetary  return  from 
travel  over  them,  and  where  competing  companies  operated,  greater  attention  was 
given  to  details  of  alignment  and  grade. 

"The  fourth  class,  or  the  local  highways,  were  laid  out  in  most  part  by  county 
engineers  and  boards  of  viewers  and  were  surveyed  primarily  to  provide  the  greatest 
economy  in  labor  of  construction,  or  were  bound,  by  decision  of  the  board  of  viewers* 
to  follow  existing  property  lines.  In  other  instances,  such  roads  have  been  properly 
located  by  the  county  engineer,  but,  on  account  of  the  construction  being  left  entirely 
to  the  local  authorities,  original  grades  and  lines  were  not  followed,  and  while  plan 
and  profile  probably  still  exist,  no  proper  physical  location  can  possibly  be  made,  and  the 
present  traveled  road  has  become  a  permanent  highway,  and  property  rights,  in  many 
instances,  have  passed,  using  the  center  line  of  such  existing  highway  as  a  boundary. 
In  this  class  of  highways,  realignment  will  consist  in  the  abolition  of  sharp  turns  and 
steep  grades  by  correct  location  without  regard  to  property  lines." 

Classification  of  California  Roads  (18a).  "The  primary  demand  of  the  California 
Highway  Act  is  for  trunk  line  construction;  for  two  roughly  parallel  lines,  one  thru 
the  coast  counties  and  the  other  thru  the  great  interior  valleys,  the  Sacramento  and 
the  San  Joaquin,  serving  county  seats  and  connecting  centers  of  population  by  the 
most  direct  and  practical  routes.  In  the  skeleton  system  of  highways  outlined  by 
the  act,  these  constitute  the  backbone.  The  secondary  demand  of  the  act  is  for 
lateral  road  construction;  to  connect  with  the  highways  those  county  seats  which 
are  not  directly  served  by  either  trunk  line. 

"The  Highway  Commission  and  its  engineers  in  charge  in  each  division  have  finished 
2000  miles,  traveling  by  automobile,  thru  these  mountain  counties,  studying  their 
location,  needs  and  desires  at  first  hand.  These  county  seats,  for  the  most  part,  lie 
to  the  east  of  the  Sierras.  Their  connecting  roads  to  the  valley  cross  elevations  of 
from  4500  to  7500  ft,  and  are  snow  blocked  for  months  on  end.  The  problem  is  to 
build  laterals  to  these  points  which  will  utilize  the  lowest  passes  thru  the  mountains 
and  be  useable  thru  the  winter  months.  The  relation  of  the  lateral  to  the  trunk  line 
expresses  itself  also  in  character  of  construction.  The  standards  of  trunk  line  con- 
struction have  been  set  high,  no  grade  in  excess  of  7%,  no  curves  with  shorter  radii 
than  60  ft,  a  21 -ft  roadbed,  and  with  ideal  alignment,  etc  The  type  of  construction 
*»*■  been  fixed — the  concrete  base,  permanent  type.  The  lateral  roads,  however, 
int  a  much  more  flexible,  policy.    $ome  of  them  will  carry  sufficient  traffic  to 
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it  trunk  tine  type  of  construction.  On  the  purely  mountain  laterals  men  eon- 
would  be  folly.  No  one  wants,  expects,  or  needs  city  streets  thru  the  Sierras. 
Am  accurate  study,  therefore,  of  this  problem  will  demonstrate  the  necessity  of  varying 
sirnstinns.  Grades  steeper  than  on  the  main  routes,  narrower  road-beds,  surfacing 
of  native  materials,  and  similar  reasonable  economies  will  be  necessary  in  handling 
Ubb  lateral  probiem  without  a  prohibitive  cost." 

3.    Planning  of  Road  Systems 

Fundamental  Considerations.  In  a  report  to  the  3rd  Int.  Road  Cong. 
Lewis  (22)  states  that  "The  most  essential  considerations  which  should 
govern  the  planning  of  the  individual  road  or  a  complete  highway  system 
nay  be  briefly  summarised  as  follows: 

1.  The  road,  while  not  monotonously  straight,  should  be  as  direct  as 
the  topography  and  limiting  grades  will  permit. 

2.  Trunk  lines,  articulated  with  those  of  an  adjoining  jurisdiction,  should 
form  the  basis  of  a  complete  road  system. 

3.  Detours  from  the  general  direction  of  trunk  lines  to  reach  unim- 
portant towns  are  not  justified;  such  towns  can  be  served  by  branch  roads* 

4.  The  principal  streets  of  a  city  should  form  a  part  of  the  trunk  system 
of  the  territory  in  which  such  city  is  located.  Facility  of  movement 
between  the  city  and  the  surrounding  country  and    neighboring  towns 


5.  The  principal  highways  between  neighboring  towns  should  connect 
sirectry  with  their  most  important  and  dignified  thorofares. 

6.  Roads  should  increase  in  width  as  they  approach  important  towns, 
so  that  as  the  towns  grow  outward  along  these  roads  it  will  not  be  neces- 
sary to  incur  great  expense  in  widening  them. 

7.  In  establishing  adequate  roads  radiating  from  important  cities  it  is 
tmneeesnary  to  undertake  expensive  widenings  of  the  streets  of  small  towns 
or  villages.     By-pass  roads  around  them  will  answer  the  purpose. 

8.  At  crossings  or  junctions  of  rural  highways  sufficient  space  should 
be  added  to  the  road  to  afford  a  view  of  approaching  vehicles.  Curves 
should  be  used  instead  of  abrupt  deflections.  In  city  streets  a  widening 
at  important  junctions  is  always  desirable. 

9.  Tramways  are  inevitable  in  city  streets,  and  the  best  location  for 
them  is  in  the  middle  of  the  roadway.  When  they  follow  rural  highways, 
they  should  be  so  separated  from  the  traveled  road  that  vehicles  cannot 
pass  from  road  to  tracks,  and  they  should  never  cross  the  highway  at 


10.  Roads  should  be  made  interesting  where  possible.  Picturesque 
vistas  and  extensive  outlooks  are  desirable  as  well  as  easy  gradients  and 
a  smooth  surface.  The  highway  should  promote  health  and  pleasure,  as 
well  as  business." 

Selection  of  Routes  on  Maps.  A  map  showing  the  plan  of  all  the  roads 
of  the  state  is  a  great  aid  in  selecting  and  classifying  the  roads.  If  the 
map  is  one  giving  contours  and  other  topography  similar  to  those  prepared 
by  the  U.  S.  Geol.  Survey,  it  will  save  considerable  time  that  otherwise 
might  have  to  be  spent  in  making  preliminary  investigations.  With  this 
map  the  main  traffic  routes  or  those  which  serve  as  thru  routes  between 
important  points  within  the  state  or  as  parts  of  thru  routes  to  important 
points  in  adjoining  states  can  be  temporarily  selected.  Such  roads  will 
be  iliiesul  as  statb  soaps.  There  may  be  instances  where  the  same  ter- 
minals can  be  reached  by  different  routes  but  it  will  not  be  possible  to 
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tell  from  the  map  which,  route  should  be  selected.  The  county  roads 
will  comprise  the  important  roads  of  the  county.  They  will  be  those 
roads,  not  included  in  the  state  system  connecting  the  important  towns, 
of  particular  value  to  the  county  as  a  whole  in  its  development.  The 
county  roads  will  be  selected  from  the  map  in  the  same  manner  as  the 
roads  of  the  state  system  were.  All  of  the  remaining  roads  will  be  classed 
as  town  roads  being  local  in  character.  If  insufficient  money  is  available 
for  the  construction  of  all  of  them,  the  important  roads  should  be  selected 
for  the  town  system.  There  will  be  some  overlapping  of  the  three  classes 
and  the  distinction  between  the  roads  in  the  county  and  town  systems 
may  not  be  as  clear  at  first  sight  as  it  is  in  the  case  of  the  state  and  county- 
systems. 

A  Reconnaissance  should  be  made  of  each  route  for  each  of  the  systems 
and  observations  made  in  a  general  way  regarding  the  several  points  as 
follows:  general  alignment,  possibility  of  detours  to  overcome  bad  align- 
ment or  grade,  general  topography,  geological  structure,  maximum  gradients, 
foundations,  drainage,  availability  of  material  for  construction,  structures, 
grade  crossings,  and  their  possible  elimination,  the  connection  of  the 
route  with  its  terminals  and  the  connection  of  the  thru  routes  with  the 
main  highways  of  other  states.  Where  there  is  a  choice  of  routes,  a 
reconnaissance  will  sometimes  determine  without  further  investigations 
which  route  it  is  advisable  to  adopt. 

Traffic  Census.  When  a  reconnaissance  has  been  made  and  the  selection 
of  routes  modified  in  accordance  with  the  information  obtained,  a  traffic 
census  should  be  taken  in  such  a  manner  that  the  amount  and  kind  of 
traffic  using  the  roads  may  be  known.  A  traffic  census  in  a  large  measure 
determines  to  what  class  a  road  belongs.  From  the  use  of  a  map  alone 
it  might  be  decided  that  a  road  should  be  classed  as  a  county  road  while 
the  traffic  census  would  show  that  it  is  used  largely  by  thru  traffic  and 
should  really  be  classed  in  the  state  system.  Furthermore  it  may  be  found 
from  a  traffic  census  that  some  roads  are  not  so  important  as  their  location 
on  the  map  would  indicate.  In  the  case  of  some  of  the  middle  western 
states,  the  roads  of  which  follow  the  section  lines  of  the  U.  S.  Public  Land 
Surveys,  it  is  very  difficult  to  determine  which  are  the  important  roads 
without  a  traffic  census,  since  the  chessboard  plan  of  the  roads  permits 
a  wide  choice  of  routes  between  two  points.  For  instance,  in  Illinois  it 
was  found  from  a  traffic  census  that  15  000  miles  out  of  the  95  000  miles 
of  highways  within  the  state  would  carry  90%  of  all  the  traffic.  Due 
consideration  should  be  given  to  the  change  in  traffic  due  to  a  road's  im- 
provement. For  example,  the  improvement  of  one  route  might  divert 
traffic  from  some  other  route  with  a  consequent  increase  in  the  one  case 
and  a  decrease  in  the  other  from  results  obtained  in  the  traffic  census. 
It  is  apparent  that  when  the  results  of  the  traffic  census  have  been  Btudied 
and  analysed,  a  further  revision  of  the  routes  chosen  for  the  different 
systems  can  be  made.  The  various  methods  of  taking  traffic  censuses  and 
interpretation  of  the  result?  are  given  in  Sect.  4. 

Financial  Considerations.  If  the  problem  is  studied  with  regard  to 
the  considerations  previously  mentioned,  a  comprehensive  system  of  roads 
will  result.  The  cost  of  each  system  should  be  borne  by  the  state,  county 
and  town  in  a  manner  that  would  be  equitable.  If  the  state  pays  the 
entire  cost  of  the  roads  on  the  state  system,  the  construction  of  the  system 
will  generally  be  more  expeditiously  and  efficiently  carried  out  than  is 
tK «  where  the  state  pays  a  part  and  the  town  or  county  the  remainder. 
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He  present  state  laws  in  many  instances  prevent  the  adoption  of  an  ideal 
rjstexn  of  roads.  Where  the  law  states  that  appropriations  shall  be  divided 
yy  some  pro  rata  scheme  amongst  the  different  towns  and  counties,  many 
lections  of  road  will  be 


Fig.  1.  .  New  York  State  Highway  System 


state  roads 
that  are  local  in  charao- 
w  and  should  belong 
to  the  county  or  town 
rystem.     See  Sect.  28. 

of  Inefficient 
of  High- 
by  Uneconomical 
Use  of  State  Appropria- 
Seae.  Moore  (8)  states 
that  "no  haphazard,  dis- 
ioeited  method  of  im- 
paoving  main  roads,  wtth- 
wat  a  definite  plan  by 
srbkh  the  work  of  today 
srfi  eventually  become  a 
part  of  a  complete  system 
~  krtercounty  highways, 
prove  satisfactory, 
he  eiperiwire  in  Penn- 
where  the  main 
by 
»  indicates  that  a  legis- 
fcrtare  wQI  relieve  itself  of  needless  trouble  and  the  taxpayers  of  needless  waste  of  money 
sj  entrusting  the  selection  of  the  main  roads  to  the  state  highway  department.  The 
F'esBsyivania  legislature  designated  10  200  miles  of  its  roads  as  state  highways.  Only 
a  small  part  of  this  mileage  has  been  improved,  and  the  roads  selected  do  not  form  a 
lisfcsaitory  system.  Moreover,  the  length  of  the  roads  is  altogether  too  great  for 
Its)  money  available  for  their  improvement.  The  result  is  stated  by  Chief  Engineer 
jKfffiam  D.  Uhter  of  the  State  Highway  Department  as  follows:  'During  1916  the 
lepartaent  spent  about  $4  500  000  in  maintaining  this  mileage  and  during  1916  it 
kffl  spend  about  $3  000  000,  making  a  total  of  $7  500  000  spent  on  the  roads  in  2 

years,  with  nothing  of  any 
great  moment  in  the  way  of 
permanent  improvement  to 
show  for  it.  Had  it  been  pos- 
sible to  spend  this  $7  500  000 
in  permanent  construction, 
from  500  to  600  miles  of  high- 
ways could  have  been  improved 
during  1915  and  1916,  which 
,»  added  to  the  1880  miles  already 
u|  improved,  would  have  furnished 
a  satisfactory  nucleus  for  the 
permanent  highway  system  of 
the  state/  " 

Form  of  the  System. 
The  system  will  generally 
approximate  either  the  radial  or  the  rectangular  form  with  diagonal  lines. 
rite  first  form  is  perhaps  more  common  in  the  eastern  states,  while  the 
nd  is  found  in  those  states  where  the  roads  follow  the  section  lines. 
1  shows  the  system  of  state  roads  in  New  York,  the  county  and  town 
not  being  shown.  The  roads  radiating  from  some  of  the  large 
will  be  noted.     Fig.  2  shows  the  system  of  the  principal  state  roar' 


njVs* 


1%.  2.    Principal  State  Roads  oft  Massachusetts 
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in  Massachusetts.  Fig.  3  show* 
the  existing  roads  in  Vennitto 
Couoty,  Illinois.  Hera  the  re>« 
tangular  system  typical  of  ro» 
layouts  in  Illinois  will  be  note* 
Fig.  4  shows  a  portion  of  fell 
French  road  system  in  the  nort 
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Fig.  3.  Existing  Roads  In  Vermilion 
County,  111. 
ol  money  as  possible.  G  rades,  i 
An  improved  road  should 
be  bo  designed  se  to  keep 
the  maximum  grades 
within  a  reasonable  limit, 
with  easy  curves  and  with 
a  directness  of  route  cori- 

To  improve  the  old  loca- 
tion end  obtain  ■  road  hav- 
ing grades  and  curves  within 
the  limits  desired  mlcht  be 
a  prohibitive  expense.  It 
might  be  found  that  the 
limiting  curves  and  grades 
could  be  obtained  on  the  new 
location   with  a   consequent 


planning  of  road  systems,  as  cor 
tained  in  Art.  3,  apply,  in  genera, 
to  the  determination  of  the  mo* 
efficient  and  economical  locatio 
of  the  individual  road.  The  pre 
liminary  investigations  whic 
should  be  made,  prior  to  the  fixu 
selection  of  a  location,  are  jive 
in  detail  in  Sect.  4. 

necessity  for  Hew  location] 
Altho  the  greater  part  of  the  plan 
ning  of  roads  consists  in  improvin. 
those  already  in  existence,  instance 
often  arise,  particularly  in  mouo 
tainous  and  sparsely  settled  die 
tricts,  where  an  entirely  new  layou 
is  advisable.  Old  roads  were  locat 
ed  mainly  with  the  ideaof  securini 
a  route  with  as  little  expenditur 
t  and  distance  were  rarely  considered 


ig  In  distance  wou 


Fig.  4.    Highway  Systen 


a  Section  of  Northern 
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tit  old  location  or  would  allow  a  more  direct  route  to  be  built  with  better  lines 
sad  trades  at  an  expense  not  greater  than  that  to  construct  the  old  location. 
On  the  other  hand,  the  new  location  might  increase  the  distance  somewhat  but  the 
m  constructing  the  road  on  the  new  location  with  limiting  grades  and  easy 
would  more  than  pay  for  the  increase  in  distance.  The  old  location  might 
t  difficulties  in  the  way  of  many  stream  crossings  where  a  direct  saving  in  the 
of  crossings  could  be  effected  in  a  new  location.  A  more  suitable  foundation 
for  the  roadway  might  be  obtained  by  choosing  a  new  location  if  the  foundation  con- 
ditions on  the  old  location  were  poor.  Perhaps  the  old  location  of  the  road  might  be 
ferny  good  with  a  few  exceptions  and  if  short  detours  were  made  at  these  points, 
the  desired  improvement  in  location  could  be  accomplished  with  economical  and 
satisfactory  results.  In  areas  which  are  thickly  settled,  the  abandonment  of  the 
old  location  for  any  great  distance  cannot  usually  be  accomplished  with  as  much 
f  awdom  as  where  the  important  terminals  are  a  long  distance  apart,  since  the  question 
of  land  damages  becomes  a  very  important  consideration.  Grade  crossings  at  railroads 
always  a  source  of  danger  to  the  users  of  the  highway.  Altho  it  is  not  always 
to  etimmate  all  of  them,  frequently  it  is  possible  to  do  away  with  some  of 
by  changing  the  location  of  the  road  where  instance  of  the  old  road  crossing 
KfDsatng  the  railroad  occur. 

By-Pass  Roads.  It  frequently  happens  in  planning  a  road  system, 
that  the  principal  street  of  a  small  village  or  town  will,  be  part  of  one  of 
the  main  routes  of  the  state  system.  The  village  street  may  not  have 
jgsjfiraent  width  to  take  the  traffic  that  the  road  will  be  obliged  to  accommo- 
date and  the  expense  of  widening  the  local  street  might  be  so  great  as  to 
ba  prohibitive.  One  solution  of  the  problem  is  to  construct  the  main 
highway  on  a  slight  detour  so  that  the  narrow  local  street  will  be  avoided. 
|  Xhia  method  of  constructing  by-pass  roads  has  been  employed  in  many 
\d  the  old  towns  of  northern  France.  The  by-pass  roads  in  these  instances 
pass  outside  of  the  villages  and  towns  and  are  constructed  to  accommodate 
the  traffic  to  which  they '  will  be  subjected.  Such  a  scheme,  however, 
twnumlly  is  not  adopted  where  local  interests  do  not  care  to  have  the  thru 
outside  the  town. 

by   British   Engineers  (18).     "The  deflection  of  thru  traffic  from  corn- 
crowded  and  narrow  business  streets  of  our  villages  to  new  roads  to  be 
eted  thru  virgin  land  is  sometimes  opposed  by  those  who  have  business  premises 
the  route  and  who  fear  that  they  will  be  affected  financially.    This  might  have 
largely  so  in  the  old  days  of  slow  traffic  but  it  is  much  less  so  in  these  days  of  fast 
Indeed  it  may  be  an  advantage  to  separate  a  shopping  street  and 
ter  from  the  main  thorofare  provided  for  fast  traffic    Generally 
considerations  of  engineering,  architecture  and  economy  will,  it  is  thought, 
to  the  construction  of  new  by-pass  roads  round  rather  than  thru  the  developed 
portions  of  villages  and  small  towns." 

Adopted  by  Srd  Int.  Road  Cong.  (82).  "As  a  general  principle,  it  is 
better  that  new  main  roads  be  constructed  to  pass  outside  rather  than  thru  towns, 
mad  where  an  existing  main  road  passing  thru  a  town  is  unsatisfactory  for  thru 
it  is  often  better,  in  preference  to  widening  an  existing  narrow  main  road  thru 
canter  of  a  town,  that  new  roads  should  be  planned  according  to  the  principles  of 
tan  science  of  town  planning." 

Methods  of  Work.  The  method  followed  in  locating  a  new  highway  or 
an  old  one  is  the  same  as  in  railroad  location.  A  study  of  the 
should  be  made  with  the  help  of  maps  if  such  can  be  obtained.  A 
map  showing  the  contours  or  one  with  only  the  water  courses  on  it  will 
be  of  great  assistance.  A  reconnaissance  should  be  made  of  different 
possible  routes.  Preliminary  surveys  would  be  made  and  the  final  selection 
of  the  route  made  by  comparing  the  costs  and  advantages  of  the  different 
locations.  A  thoro  reconnaissance  where  the  country  is  particularly  rough 
wiD  generally  save  much  expense  in  making  subsequent  surveys. 
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The  measurements  taken  in  the  reconnaissance  survey  would  be  very  approxim 
end  frequently  no  instruments  at  all  would  be  employed.  The  following  instrume 
are  useful  in  reconnaissance  work:  The  aneroid  barometer  and  a  hand  level 
measuring  heights  roughly,  a  small  eompaas  for  measuring  angles  and  the  pedomc 
for  measuring  distances.  The  pedometer  is  similar  to  a  watch  but  only  ticks  at  ev 
step  of  the  person  who  carries  it  and  thus  records  the  distance  as  he  walks.  1 
preliminary  surveys  would  be  made  by  methods  described  in  Sect.  6,  except  that  ta 
would  usually  not  be  spent  in  running  in  curves  and  the  methods  described  would 
modified  somewhat  for  the  sake  of  speed.  In  the  case  of  short  detours  the  advanta 
of  different  lines  can  sometimes  be  readily  compared  on  the  ground  and  only  < 
survey  may  be  required  to  obtain  all  the  information  necessary. 

General  Principles  of  New  Location.  Points  thru  which  the  road  mv 
pass  are  called  ruling  points.  As  illustration  of  ruling  points,  the  follow: 
are  cited:  Places  of  importance  along  the  road  and  its  terminals,  ga 
or  low  points  in  ranges  of  hills,  crossings  at  streams  suitable  for  a  brid 
intersections  with  railroads  at  points  so  that  grade  crossings  can  be  avoic 
if  possible,  and  on  scenic  highways  points  on  tops  of  ridges  that  give 
commanding  view  of  the  surrounding  country.  As  a  general  rule,  ii 
road  follows  the  valley  of  a  stream  it  will  pass  the  ridges  at  the  lowest  pou 
and  it  will  be  feasible  to  build  it  with  moderate  grades.  While  the  strain 
line  is  the  shortest  and  most  direct  route  between  two  points,  it  is  i 
always  the  best  one  to  build.  Expense  is  usually  the  most  import* 
factor  to  be  considered  with  regard  to  questions  of  alignment.  It  is  i 
practical  in  exceedingly  rugged  country  to  build  a  straight  road  for  a 
great  length.  In  fact,  such  a  requirement  is  not  essential.  Curves,  pi 
vided  they  are  not  too  sharp,  are  rather  to  be  desired  than  avoided.  Th< 
will  be  instances  where  by  putting  a  curve  in  the  line,  the  tangents  m 
be  swung  so  as  to  avoid  a  bad  foundation,  a  summit  or  a  deep  ravine,  whi 
would  considerably  add  to  the  expense  of  construction  if  the  road  w 
carried  straight  across  it.  When  the  road  follows  a  valley  bottom,  t 
cost  of  winding  it  in  and  out  around  the  bases  of  the  ravines  and  spt 
should  be  compared  with  the  cost  of  making  it  a  straight  line.  If  t 
curves  are  not  too  sharp,  the  first  method  will  probably  be  the  cheat 
and  much  more  picturesque.  In  crossing  from  one  side  of  a  valley  to  t 
other,  the  cheapest  crossing  will  usually  be  towards  the  upstream  end  of  ^ 
valley;  it  is  at  this  point  that  the  sides  of  the  valley  are  nearer  togef 
The  valley  may  narrow  towards  the  downstream  end  or  an  intei 
ridge  may  come  between  the  sides  of  the  valley  which  might  make 
crossing  at  such  a  point  less  expensive  than  at  the  upper  end  of  the  vi 
Where  two  points  on  either  side  of  a  ridge  are  to  be  connected,  the  ci 
is  generally  most  economically  made  thru  the  low  point  of  the  ridge  or| 
gap.  If  two  points  are  to  be  joined  on  the  same  side  of  a  ridge  halfi 
down  its  slope,  it  is  usually  more  economical  to  construct  the  road  eii 
along  the  bottom  or  the  top  of  the  ridge  and  connect  its  ends  with 
two  points  halfway  down  the  ridge  than  it  is  to  build  a  straight 
across  the  face  of  the  ridge  between  the  two  points.  The  same  prin< 
mentioned  above  apply  to  making  detours  but  as  the  detours  are 
comparatively  small  extent,  the  problem  is  not  so  difficult. 

5.    Alignment 

General  Principles.     It  has  been  previously  pointed  out  that  the  strs 
line  furnishes  the  most  direct  and  the  shortest  distance  between  two 
It  is  possible  to  secure  long  straight  roads  at  a  reasonable  cost  in  soi 
the  western  states  where  the  topography  is  generally  flat  and  the 
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are  laid  out  on  the  section  lines  of  the  Public  Land  Surveys.     Directness 

of  route  ia  always  desirable  but  an  absolutely  straight  road  built  for  a 

bug  distance  without  any  curves  is  not  a  good  oue  from  the  aesthetic  point 

of  view.      In  country  where  the  topography  is  rugged,  directness  of  route 

■as  to  be  sacrificed  for  other  considerations.     The  expense  of  building  on 

a  straight  line  is  prohibitive  if  grades  are  adopted  consistent  with  good 

i  practice.     Questions  of  foundation,  drainage  and  property  damage  have 

\  to  be  considered  as  to  their  influence  on  the  cost  of  construction-     The 

I  kind  of  traffic  that  predominates  on  the  road  will  have  some  bearing  as 

to  the  relation  between  line  and  grade.     If  horse-drawn  traffic  predominates, 

alignment  should  be  sacrificed  for  grade  while  if  motor  vehicles  constitute 

the  greater  part  of  the  traffic,  grade*  are  not  of  so  much  relative  importance. 

Ibc  alignment,  therefore,  usually  is  made  up  of  a  series  of  tangents  con 

urcted    by  curves.     As  far  as  possible  the   alignment  at  bridges  of  any 

1   kind  should  be  straight  across  the  bridge  and  for  a  short  distance  either 

i   side  of  it  so  that  good  approaches  may  be  obtained. 

The  Improvement  of  the  Alignment  of  Existing  Roads  forms  the  greater 
'  fart  of  the  work.  The  alignment  of  the  old  travelled  way  may  be  greatly 
improved  by  a  judicious  choice  of  tangents  to  eliminate  the  general  sinuosity 
of  the  old  line,  and  by  Battening  out  or  widening  sharp  curves.  Changes 
I  el  this  character  can  generally  be  effected  within  the  limits  of  the  old  right- 
I  ef-wsy.  Short  detours  are  made  for  purposes  of  making  the  road  more 
|  (Srrrt .  eliminating  bad  grades  or  other  features  which  would  greatly  increase 
1    the  expense  of  construction. 

'      IWaolt  Practice,  as  typical  of  that  of  the  Middle  West  Is  described  aa  fotlowa  by 

:    Hger  (14c).      "In  the  prairie  states  the  general  features  of  highway  alignment  as 

i   wfenauy  cetaWlahed,  in  most  cases,  will  Bust  satlafactorily  the  requirement*  of 

i   Baden  traffic    That  highways  ss  a  rule  follow  the  section  lines  east  sad  west,  sad 

!   soth  and  south,  sod  an  straight.     Bet-suee  of  the  unusually  favorable  condition* 

•gonial  by  the  topography  and  because  also  of  the  fact  that  practically  all  parts 

of  the  country  could  be  utilized  for  agricultural  purposes,  s  very  large  mileage  of 

tegfaways  na  laid  out  la  the  states  of  the  M  sshalppi  Valley. 

"Harked  improvement  can  be  effected  in  small  details  that  will  tend  greatly  toward 
Baa  aaSMral  safety  and  comfort  of  the  traveling  public.  For  example,  at  all  abrupt 
aagma  In  the  right-of-way,  and  pertien- 

hfty  those  SfajHOaching  90°,  greater  mfety  iumUo 

•f  naval  can  be  brought  about  by  ■imply 
procuring  enough  additional  right-of-way 
to  permit  moving  the  inner  fenes  comer 
*  of  only  30  or  10  It.    By  so  do- 


1  typical  W  angle  hi  a  highway  Is 
in  to  Fig-  5.  riruilsr  to  which  then 
t  b*  uore  than   100  000  in  Illinois    Fig.  6.    Recommended  Curve  lor  30°  Turns 


miner  within  the  SO-ft  right-of-way  lines  would  require  a  curve  having  only  a  £2.0 
radius,  sad  the  dear  right  provided  for  the  traveler  would  be  only  70  ft.  Aa  eontrssti 
■J"     "  ■  afforded  by  acquiring  the  piece  of  land  KLtdl 
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which  contains  0.065  acres  and  would  cost,  at  the  rate  of  $300  per  acre,  only  $16.50 
The  longer  curve  provides  an  outlook  of  142  ft,  as  against  the  70  ft  for  the  other.  A1 
the  same  time  it  shortens  the  pavement  from  a  to  6  by  an  amount  sufficient  to  amv« 
40.6  sq  yd  for  a  15-ft  pavement,  about  $70  on  a  brick  pavement  and  $50  on  obe  oi 
concrete,  which  is  about  three  times  a  reasonable  price  for  the  land.  In  addition  u 
this,  the  right-of-way  is  not  contracted  at  the  corner  as  it  is  by  the  shorter  ravdiui 
curve,  so  that  the  17.5-ft  margin  between  the  inner  edge  of  the  pavement  and  thu 
property  line  is  preserved  for  use  as  an  earth  road  around  the  corner  as  well  as  oi 
tangents.  Moreover  the  land  KLMN  because  of  its  corner  location,  is  practically 
valueless  for 'agricultural  purposes. 

"At  all  cross  roads  additional  land  should  be  provided  by  moving  the  fences  bad 
to  include  the  land  at  the  four  corners  within  the  limits  of  the  right-of-way,  as  proposec 
in  the  sketch.  This  brings  the  control  of  the  corners  within  the  authority  of  th« 
road  officials,  who  can  have  removed  all  vegetation  that  obstructs  the  view  of  tin 
approaches.  Where  there  is  an  angle  greater  than  45°  in  the  alignment  and  the  im- 
provement at  this  place  is  on  an  embankment  higher  than,  say,  4  ft,  there  should  b« 
provided  on  the  outside  of  the  curve  a  substantial-looking  guardrail  painted  white 
to  serve  as  a  warning  to  traffic." 

Curves.  The  straight  portions  of  alignment  are  joined  together  usually 
by  circular  curves.  As  a  general  rule  long  straight  tangents  should  be 
joined  by  curves  of  large  radius.  Sharp  curves  should  be  eliminated  oi 
flattened  as  much  as  possible  if  the  road  is  subjected  to  a  combination  horse- 
drawn  and  motor  vehicle  traffic.  For  horse-drawn  vehicles  sharp  curve* 
are  not  dangerous,  but  where  motor  vehicle  traffic  occurs,  sharp  curve* 
become  exceedingly  dangerous.  Moreover,  the  vehicles  disintegrate  the 
surface  of  the  roadway  on  a  sharp  curve  more  than  where  the  curve  is 
built  with  a  larger  radius.  In  level  and  slightly  hilly  country  it  is  generally 
possible  to  obtain  curves  of  proper  radius  without  undue  expense.  In 
mountainous  districts  where  steep  grades  are  encountered,  the  cost  of 
construction  will  increase  very  rapidly  with  the  length  of  the  radius  of 
the  curve  and  the  curves  will  have  to  be  made  as  sharp  as  the  traffic, 
combined  with  the  costs  of  construction,  will  permit.  The  speed  of  motor 
vehicles  is  considerably  reduced  both  in  ascending  and  descending  steep 
grades,  hence,  if  sharper  curves  have  to  be  used  in  such  instances,  they  are 
not  so  dangerQUs  as  on  level  stretches. 

Minimum  Radius.     The  minimum  radius  of  curves  will  depend  upon  the 
width  of  roadway  and  the  character  of  the  vehicles  upon  the  road.      A 
12- ft  width  requires  a  radius  of  about  105  ft  to  permit  a  four-horse  team 
and  vehicle  of  a  total  length  of  about  50  ft  to  keep  upon  the  roadway. 
This  radius  decreases  as  the  width  of  road  increases  so  that 
on  an  18-ft  roadway,  the  required  radius  would  be  about  77 
ft.     The  minimum  radius  of  the  center  line  for  different  widths 
may  be  approximately  calculated  from  the  formula  r  =  /*/2u>, 
where  r  is  the  radius  of  the  center  line,  I  the  length  of  team 
and  vehicle,  w  is  the  width  of  roadway  (see  Fig.  6).     One  pair 
of  horses  will  occupy  a  length  of  about  13  ft  ahead  of   the 
wagon  and  each  additional  pair  10  ft  more  if  hitched  ahead. 
Fig.  6  The  length  occupied  by  a  wagon  or  truck  varies  from  about 

10  ft  for  the  bottom  dump  wagon  to  as  much  as  50  ft  for 
trucks  hauling  poles,  and  in  the  latter  case,  the  poles,  if  longer  than  50  ft, 
will  extend  beyond  the  trucks.  The  minimum  radius  as  given  by  the  above 
formula  assumes  that  the  team  and  wagon  are  in  the  same  straight  line 
and  that  the  full  width  of  roadway  is  occupied  in  going  around  the  curve. 
Altho  it  is  generally  possible  to  cramp  the  front  wheels  and  swing  the  horses 
towards  the  inside  of  the  curve,  very  little  clearance  for  passing  would  be 


Art.  Tt  Alignment  343 

secured  if  the  radius  of  the  curve  is  determined  entirely  by  the  above  formula. 
One  common  method  of  providing  more  clearance  on  sharp  curves  is  to 
widen  the  roadway  on  the  inside  of  the  curve  as  shown  in  Figs.  5  and  7. 

The  minimum  radius  of  curves  recommended  by  the  1st  Int.  Road  Cong.,  1908,  is 
ICC  fL  AHho  this  would  be  an  excellent  limit  to  approach  as  an  ideal,  it  frequently 
happens  in  country  of  rugged  topography  that  curves  are  used  having  a  radius  as  low 
ts  59  to  GO  ft.  In  France  a  radius  of  166  ft  is  used  as  a  minimum  for  curves  on  the 
ihsHonal  roads  except  in  extreme  case*  when  it  is  shortened  to  100  ft.  On  the  district 
roads  the  *■»«*»'**""*  radius  is  50  ft.  The  practice  in  Austria  is  to  make  the  minimum 
radius  from  80  to  160  ft  on  the  principal  roads,  from  65  to  95  ft  on  the  district  roads, 
sad  oa  wagon  roads  as  low  as  32  ft.  A  radius  of  95  ft  is  recommended  as  being  a 
maximum  for  roads  used  by  wagons  hauling  long  timbers.  In  New  York  State  the 
ptaetiee  is  to  make  the  minimum  radius  200  ft  wherever  possible.  It  was  the  recom- 
mendation of  the  1st  Int.  Road  Cong,  that  transition  curves  should  be  placed  between 
each  end  of  the  circular  curve  and  the  adjoining  tangent  to  reduce  the  abruptness 
of  change  from  a  straight  line  to  curve.  The  practice  of  this  refinement  in  highway 
has  not  been  generally  adopted.  Reversed  curves  should  be  joined  to- 
by a  common  tangent  not  less  than  50  ft  in  length. 

Clear  Sight  at  Curvks.  There  should  be  a  clear  sight  distance  around 
the  curve  of  at  least  300  ft  so  that  the  driver  of  a  motor  vehicle  can  see 
another  vehicle  traveling  in  the  same  or  opposite  direction  and  have  suffi- 
cient distance  in  which  to  bring  his  vehicle  to  a  stop  if  necessary.  Clearing 
away  the  brush  and  small  growth  at  the  sides  of  the  road,  or  removing  a 
wall  or  a  fence,  will  frequently  accomplish  the  object  sought.  Where  the 
lank  on  the  inside  of  the  curve  is  much  above  the  grade  of  the  road  and 
itfce  curve  is  very  sharp,  it  may  be  necessary  to  cut  into  the  side  of  the 
bank  at  a  height  equal  to  the  average  line  of  vision  of  the  persons  on  the 
road  when  driving. 

Grade  Crossings  and  Their  Elimination.  All  grade  crossings  of  railroads 
•dbould  be  eliminated  if  possible.  In  thickly  settled  districts  it  is  not  often 
practical  to  do  this  except  at  great  expense.  The  road  may  be  made  to 
pass  under  or  over  the  railroad.  A  new  location  of  the  road  for  a  short 
distance  near  the  point  of  crossing  may  present  many  advantages  and 
cottdderaHy  reduce  the  cost  of  eliminating  the  crossing  on  the  old  location. 
"Where  the  road  crosses  under  the  railroad  a  minimum  clearance  of  about 
14  ft  is  usually  required  between  the  bottom  of  the  bridge  and  the  high 
point  of  the  crown  of  the  road.  The  right-angle  distance  between  the 
faces  of  the  abutments  of  the  bridge  depends  upon  the  width  of  roadway 
and  sidewalks  if  there  are  any.  Where  the  road  crosses  over  the  railroad 
a  minimum  clearance  of  about  21  ft  from  the  bottom  of  the  bridge  to  the 
top  of  rail  is  required. 

Practice  as  described  by  Bflger  (14c)  is  as  follows:  "In  the  vicinity  of 
the  improvement  should  be  such  as  to  provide  an  unobstructed  view  along 
track  for  a  distance  of  at  least  1000  ft  each  way,  and  this  view  should  be  enjoyed 
a  length  of  highway  extending  a  distance  of  at  least  300  ft  on  each  side  of  the 
It  is  particularly  important  that  there  be  provided  accommodations  for 
two  vehicles  to  pass  with  entire  safety  and  comfort  at  the  crossing,  requiring  never 
law  than  18  ft  and  the  highway  for  a  distance  of  50  ft  or  more  on  each  side  of  the  cross- 
is*  should  be  practically  level  or  should  at  least  have  a  very  easy  grade,  say  not  steeper 
than  about  2%.  Much  destruction  of  both  life  and  property  is  caused  by  motor 
wbides  taking  a  run  on  the  steep  grades  up  to  the  crossing  and  then  stalling  the  engine 
on  the  track.  Occasionally  two  vehicles  will  make  a  run  from  the  opposite  sides  of 
the  missing  and  upon  reaching  it  find  that  the  highway  does  not  have  sufficient  width 

f  wr  [MBSllH  " 

Gade  Crossing  Abolition  Design  as  recommended  by  Reilly  (29).    "The  follow 
iag  ■  given  as  an  instance  of  how  some  of  the  main  features  of  a  plan  ar»  adopt 
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The  railroad,  since  it  pays  the  greatest  portion  of  the  cost,  asks,  as  a  rule,  for  a  5  o 
6%  street  gradient.  For  traffic  reasons  the  city  usually  objects  to  anything  over  8*5£ 
The  result  in  many  cases  is  a  compromise,  streets  on  main  thorofares  being  built  wi'tJ 
not  over  3%  grades,  other  streets  not  on  main  thorofares  with  as  high  as  7%  gradeci 
In  one  case,  in  Fall  River,  Mass.,  12%  was  allowed  on  account  of  the  fact  that  tfai 
gradient  existed  on  adjacent  streets.  The  question  of  land  damage  enters  into  tla.i 
question  of  street  grades,  and  the  two  should  be  considered  together.  As  a  genera 
rule,  when  land  damage  is  high,  street  grades  are  heavy,  and  when  land  damage  is  lorve 
street  grades  are  low. 

"The  question  as  to  whether  the  street  is  to  cross  over  the  railroad  or  vice-versa  J 
determined  by  considerations  of  economy.  Where  several  crossings  are  to  be  eliml 
nated  which  are  fairly  close  together,  the  railroad  can  be  raised  above  the  street*  oi 
depressed  below  them.  It  is  not  usually  economical  to  depress  the  railroad.  T*r*i 
important  elements  which  determine  track  elevation,  or  street  elevation  or  depression 
are  accessibility  of  dump  for  excavated  material,  the  number  and  length  of  brid^ei 
crossing  the  railroad,  the  length  of  haul  to  borrow  pit,  drainage  of  railroad  if  depressed 
the  drainage  of  streets  if  depressed,  and  the  architectural  question  of  civic  beauty 
In  the  case  of  the  elimination  of  a  single  crossing,  railroad  elevation  or  depression  ii 
not  economical  since  the  railroad  grades  are  usually  limited  to  0.67%,  while  street  grmdei 
vary  from  2  to  7%.  The  result  is  the  elevation  or  depression  of  the  street.  Thii 
applies  not  only  to  a  single  isolated  crossing,  but  also  to  the  ease  where  several  croasinsni 
are  so  far  apart  that  the  cost  of  railroad  elevation  or  depression  is  high. 

"Each  particular  problem  must  be  studied  carefully  before  any  plan  is  adopted. 
Estimates  of  cost  should  be  made,  if  necessary,  to  determine  which  of  the  following 
methods  should  be  used:  First,  railroad  elevation;  second,  railroad  depression; 
third,  street  elevation;  fourth,  street  depression;  or  a  combination  of  railroad  elevation 
with  street  depression  or  vice-versa.  It  must  always  be  borne  in  mind,  that,  if  railroad 
depression  is  adopted,  the  track  must  be  lowered  about  21  ft,  18  ft  for  clearance  and 
3  ft  for  bridge  floors,  while  if  track  elevation  is  used,  there  is  a  change  in  grade  to  be 
made  of  about  17  ft,  14  for  clearance  and  3  ft  for  bridge  floors.  Except  in  the  case  of 
sidetracks,  which  may  be  made  16  ft,  these  clearances  are  required  in  Massachusetts, 
unless  authorized  otherwise  by  the  Public  Service  Comm. 

"The  following  is  a  recapitulation  of  the  points  to  be  observed  in  designing  or  criti- 
cising the  design  of  a  grade  abolition  project:  (1)  Cost;  (2)  discontinuance  of  im- 
portant public  ways  or  continuance  of  same  involving  real  damage  to  property  without 
redress  at  law;  (3)  drainage,  railroad  and  highway;  (4)  sewage  flow,  pipe  changes, 
etc;  (5)  street  junction,  avoidance  of  danger  points  and  pockets;  (6)  minimum  of  tax- 
able property  to  be  devoted  to  new  streets  and  ways;  (7)  traffic  routes,  vehicular  and 
street  railway,  distances,  grades  and  maximum  avoidance  of  curves;  (8)  railroad 
grades  should  be  slight  at  stations;  (9)  highway  grades;  (10)  accessibility  of  stations 
to  traffic,  vehicular,  street  railway  and  foot;  (a)  in  grades,  elevations  and  layout, 
(b)  station  driveways  and  carriage  yards;  (11)  industrial  sidetracks;  (12)  bridge  head* 
room;  (13)  minimum  of  land  damage;  (14)  maintenance  of  traffic  during  construction; 
(15)  bridges  and  other  structures,  strength,  permanence,  waterproofing;  (16)  apportion- 
ment of  work;  (17)  betterments." 

6.    Grades 

Longitudinal  Grade.  The  general  topographical  condition  of  the  country 
thru  which  the  road  passes  and  the  amount  and  character  of  the  traffic 
to  which  it  is  expected  the  road  will  be  subjected"  will  largely  influence  the 
amount  of  grading  to  be  done  in  the  improvement  of  a  road.  The  maximum 
grade  in  a  road  will  limit  the  maximum  load  which  can  be  hauled  over  it 
and  is  called  the  ruling  grade.  A  descending  grade  should  not  be  used 
in  a  line  where  the  general  tendency  of  the  topography  is  rising  and  an 
ascending  grade  should  not  be  used  in  a  line  where  the  general  topography 
is  falling.  The  cost  of  an  increase  of  distance,  due  to  securing  reduced 
grades  by  going  around  a  hill,  should  be  compared  with  the  cost  of  securing 
the  same  rates  of  grade  going  over  the  hill.  It  will  generally  be  found 
that  a  considerable  increase  in  distance  is  permissible  before  the  costs  of 
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fo  two  schemeB  become  equal.  Roads  with  gently  undulating  grades 
hive  erroneously  been  thought  by  some  to  be  less  tiring  to  horses  than  a 
road  with  a  perfectly  level  grade.  Undulating  grades  can  sometimes  be 
a*d  to  advantage  in  reducing  the  amount  of  grading,  but  judgment  should 
be  exercised  in  their  adoption  or  the  road  may  have  an  objectionable 
ippeerance.  For  instance  a  grade  line  on  a  straight  stretch  of  road  in 
i  lit  country  composed  of  several  successive  short  grades  100  to  200  ft 
!  hog  alternately  rising  and  falling  will  tiva  the  road  a  decidedly  humpy 
appearance.  A  change  from  a  rising  to  a  falling  grade  can  sometimes 
be  made  to  advantage  at  a  curve  without  detracting  from  the  road's  ap- 
pearance, provided  the  change  is  not  too  abrupt.  Altho  it  is  of  considerable 
advantage  to  obtain  a  grade  which  will  make  the  cuts  and  fills  balance, 
other  considerations  are  often  of  far  greater  importance.  The  grade  must 
be  so  established  as  not  to  cause  damage  to  the  surrounding  property, 
and  so  that  proper  drainage  and  proper  foundation  can  be  obtained.  The 
pide  may  have  to  be  raised  in  order  to  obtain  a  satisfactory  bottom  under- 
neath the  road.  Again,  a  considerable  saving  may  be  effected  by  taking 
advantage  of  an  old  surface  as  a  foundation,  the  new  grade  being  established 
ao  as  to  disturb  the  old  road  as  little  as  possible.  The  grades  of  bridges 
■cross  streams  and  those  of  railroad  crossings,  and  intersecting  roads  will 
have  to  be  met  in  establishing  the  grade  of  the  road.  The  elevation  or 
high  water  mark  will  also  have  to  be  considered  in  cases  where  the  road 
crosses  a  water  course.  In  wide  level  valleys  subject  to  floods,  if  it  is 
impossible  to  make  the  bridge  opening  and  channel  sufficiently  large  to 
cany  the  flood  stream,  the  grade  should  be  made  so  that  the  water  can 
overflow  the  road  at  certain  points.  The  low  places  would  be  so  located 
as  to  cause  as  little  damage  as  possible  to  adjacent  property  and  be  long 
and  shallow,  so  that  the  water  can  overflow  them  with  as  little  velocity 
as  possible.  In  the  case  of  narrow  valleys  and  streams  having  a  swift 
™loeity,  it  is  usually  advisable  to  establish  the  grade  above  the  reach 
of  high  water.  Since*  maximum  floods  occur  only  at  relatively  long  periods 
apart,  it  may  be  more  economical  to  construct  the  crossing  to  take  care  of 
the  average  high  water  and  reconstruct  it  from  time  to  time  in  the  same 
manner  if  destroyed  by  excessive  high  water  than  to  construct  the  crossing 
in  the  first  place  above  excessive  high  water.  The  comparative  merits 
of  the  two  schemes  may  be  obtained  by  computing  both  schemes  on  a 
<aapttaliied  cost  basis.  If  any  danger  to  human  life  is  involved,  however, 
due  weight  should  be  given  to  that  scheme  which  makes  conditions  the 
safest.  Grades  should  be  connected  with  vertical  curves  where  necessary, 
see  Art.  30,  Sect.  5.  Drawing  the  grade  on  the  profile  is  explained  in  Art. 
30,  Sect.  5.  General  considerations  regarding  grade  are  also  treated  in 
Sect.  4. 

From  the  standpoint  of  economical  hauling,  a  perfectly  level  road  is 
the  most  desirable.  Level  stretches  of  road  are  only  possible  in  flat  country 
■nd  are  rarely  built  except  for  very  short  sections  on  account  of  the  diffi- 
culties presented  in  draining  the  road.  A  limiting  grade,  adopted  as  a 
maximum,  should  be  adhered  to  except  in  occasional  instances  demanding 
fecial  consideration.  The  limiting  grade  may  be  made  a  variable  one, 
Spending  upon  the  character  of  the  topography,  whether  flat  or  rugged, 
*od  the  class  of  road.  The  funds  available  for  construction  work  also 
ttfluence  to  some  extent  the  rate  of  grade  which  it  is  advisable  to  adopt 
**  a  maximum.  The  maximum  grade  as  an  ascending  grade  chiefly  affects 
the  bad  that  can  be  hauled  while  as  a  descending  grade  the  matter  of 
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safety  is  of  more  importance.  Money  spent  in  greatly  reducing  the  grades  « 
a  road  when  one  long  grade  occurs,  which  is  the  ruling  grade,  is  usually  waste* 
There  may  be  local  conditions,  however,  which  would  warrant  such  an  expesx 
diture.  The  direction  in  which  the  majority  of  the  loads  are  hauled  wi 
have  some  influence  in  establishing  the  grade  since  it  might  be  possible  t 
establish  the  maximum  grade  so  as  to  be  down  hill  for  the  loaded  vehicle 

Penn.  State  Highway  Dept.  Instructions  (9).  "It  is  well  to  keep  in  mind  t£ 
x  direction  of  the  heavy  hauling  and,  if  topographically  possible  and  practicable,  1 
arrange  the  grade  line  ao  that  the  maximum  grades  will  be  deaceriding  grades  in  tti 
direction.  If  we  have  a  certain  market  or  shipping  center  to  reach,  the  profile  ahou.1 
be  carefully  studied  to  ascertain  the  maximum  grade  along  the  road  which  cannot  fc 
eliminated  for  topographical  or  other  reasons.  With  this  information  as  a  guicia 
considerable  money  can  be  saved  by  avoiding  ruthless  slashing  of  knolls  and  exceesx-v 
filling  in  other  places.  It  is  readily  sSen  that  considerable  study  and  forethousjfc 
must  be  given  to  this  question.  Grades  should  be  established  so  as  not  to  dtmag 
abutting  property  unnecessarily  and  regulated  to  provide  properly  for  drainage,  undej 
drainage,  and  foundation.  On  existing  old  stone  roads  a  considerable  saving  may  fa 
effected  by  following  the  old  road  surface  as  nearly  as  possible  so  as  not  to  disturb  thi 
as  a  foundation." 

Road  Resistances.     The  tractive  force  or  pull  exerted  in  moving  a  Ioxm 
on  wheels  over  a  road  is  consumed  in  overcoming  three  kinds  of  resistances 
namely,    axle    friction,    rolling   resistances,    and    grade    resistances.      Axh 
friction,  as  its  name  implies,  depends  upon  the  friction  between  the  axl< 
and  its  bearing.     It  varies  with  the  load  on  the  wheels,  the  nature  of  tin 
lubricant  used  and  with  the  kind  of  materials  which  compose  the  bearing 
surfaces.     The  rolling  resistance  varies  depending  upon  Ihe  diameter    o 
wheel,  the  tire  width,  the  speed  of  the  vehicle  and  the  condition  of   th< 
surface  over  which  I  lie  load  is  being  hauled.     The  grade  resistance  maj 
be  expressed  by  the  formula  r  «=  w  p,  in  which  r  represents  the  resistance 
in  pounds,  wf  the  weight  of  the  load  in  pounds,  and  p  the  percent  of  grade 
expressed  as  hundredths.     If  r  is  expressed  as  pounds  per  ton  of  load, 
then  r  =  2000  p.    For  tables  giving  the  rolling  resistance  for  wagons  in  pounds 
per  ton  of  load  for  different  pavements,  see  references  in  Sect.  4.     The 
wide  range  in  experimental  data  is  partly  due  to  using  wheels  of  different 
diameters,  tires  of  various  widths  and  the  varying  condition  of  the  surfaces 
of  pavements.     Axle  friction  is  so  small  that  it  can  be  neglected.     Assume 
40  lb  per  ton  as  an  average  value  for  rolling  resistance  on  sheet-asphalt, 
brick,  all  forms  of  broken  stone  roads,  including  those  bound  together 
with  bituminous  materials,  stone  block,  and  wood  block  and  125  lb  per 
ton  as  an  average  value  for  earth  roads.     Grade  resistance  in  pounds  per 
ton  of  load  for  different  percent*  of  grade  may  be  computed  from  the  formula 
given  above.     The  rolling  resistance  pi  is  the  grade  resistance  will  equal 
the  total  resistance  in  pounds  per  ton  of  load.     Dividing  the  tractive  effort 
for  any  grade  by  the  total  resistance  for  that  grade  will  give  the  amount 
of  load  which  can  be  drawn  up  it.     It  has  been  shown  by  actual  test  that 
a  horse  when  working  steadily  for  10  hr  can  exert  a  pull  of  Ko  of  his  weight, 
or  1201b,  if  it  weighs  1200  lb.     For  a  distance  of  about  100  ft  it  can  exert 
a   pull   of  %o  its   weight,  provided   a   good   foothold   is   available.       The 
tractive  force  for  a  2400-lb  team  on  a  level  may  be  taken  as  240  lb,  while 
on  a  grade  it  will  be  a  variable  force  depending  upon  the  percent  of  grade 
since  the  team' has  to  overcome  the  grade  resistance  due  to  its  own  weight 
or  2400  p,  where  p  is  the  percent  of  grade.     It  is  a  fact  that  a  team  can 
pull  with  a  force  of  600  lb.  which  is  }4  its  weight,  for  a  distance  of  about 
1000  ft.     If  the  grade  is  longer  than  this,  the  team  will  have  to  stop  and  rest. 


Art. 


Crowns 


347 


le.    Find  the  load  a  team  can  draw  up  a  macadam  road  on  a  8%  grade  and 
«a  a  10%  grade. 

3%  Grade 
aniline  resistance 40  lb 


60  1b 


10%  Grade 
Rolling  resistance 40 


Grade  resistance. 


200 


Total  resistance 100  lb  per  ton        Total  resistance ? 240 

Tartar©    force  -  600  -  2400  X  0.03  =>         Tractive  force  -  600  -  2400  X  0.10  - 

52s  lb  360  lb 

523  860 

Load  =  —  -  5.28  ton  Load  =  rrj:  -  1.5  ton 

afsihatim  Grades.  In  Prussia  the  maximum  gradients  adopted  are  as 
fellows:  In  mountainous  districts  5%,  in  hilly  country  4%,  in  flat  country 
Xof  c .  In  Bavaria,  maximum  grade  in  rugged  country  on  state  and  district 
mads  is  5%  and  on  the  communal  roads  7%,  in  the  neighborhood  of  large 
towns  on  roads  taking  heavy  traffic  3%.  In  the  north  of  France  and 
Belgium,  in  relatively  flat  countries,  3%  is  a  maximum  in  constructing 
new  roads,  on  national  roads  in  mountainous  countries  5%  is  recommended. 
Many  of  the  states  in  the  United  States  have  made  a  5%  or  a  6%  grade  the 
maximum  on  the  main  roads  of  the  state  system.  On  roads  of  lesser  im- 
portance the  maximum  limit  is  increased  in  some  instances  to  as  high  as 
K*£.  There  will  always  be  exceptional  cases  where  the  maximum  limit 
cannot  be  adhered  to  and  each  case  will  have  to  be  treated  in  a  way  to 
obtain  the  best  grade  possible  consistent  with  the  conditions  encountered. 

afinimom  Grades.  A  road  might  be  constructed  perfectly  level  longi- 
tudinally, if  proper  drainage  could  be  obtained  at  the  same  time.  A  slight 
pitch  is  usually  given  to  the  grade  for  purposes  of  drainage,  altho  level 
CTades  for  short  distances  are  sometimes  used  where  the  road  is  on  an  em- 
tunkment  or  a  good  fall  can  be  given  to  the  ditches  at  the  side.  As  a  general 
rule  the  smoother  the  surface,  the  lower  the  rate  of  grade  which  can  be 
"tosidered  the  minimum.  The  following  minimum  grades  for  broken  stone 
roads  have  been  used:  England  1.25%,  France  0.8%,  United  States  0.5%. 

7.    Crowns 

On  tangents  the  surface  of  the  road  slopes  downward  both  ways  from 
the  center  line.  On  curves  of  small  radius  usually  the  slope  should  be  made 
a  one-way  slope  for  the  full  width  of  roadway.  This  not  only  makes  a 
safer  roadway  for  the  high  speed  traffic  but  also  tends  to  distribute  the 
traffic  in  passing 
around  the  curve 
so  that  the  wear  on 
the  surface  is  more 
even.  The  scheme 
for  widening  and 
sloping  the  road- 
way on  curves  used 
by  the  Los  Angeles 
f'ounty  Highway 
Comm.  is  shown 
in  Fig.  7.  The 
following  method 
it     used     by     the 
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Comm.    On  curves  Fig.  7 
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over  500  ft  radius  the  amount  of  crown  and  its  method  of  distribution  ia 
the  same  as  on  tangents.     On  curves  under  500  ft  radius  the  slope  is  made 

a  one  way  slope  between  the  P.  C.  and  the 
P.  T.  The  transition  from  the  two  way- 
slope  on  the  tangents  to  the  one  way  slope 
of  the  curve  is  made  a  gradual  one  by  start- 
ing from  a  point  .100  ft  beyond  the  P.  Cop 
P.  T.  of  curve  on  the  tangent  where  the 
surface  slopes  both  ways  and  working  to  a 
point  50  ft  beyond  the  P.  C.  or  P.  T.  where 
the  half  width  of  roadway  on  the  side  cor- 
responding to  the  outside  of  curve  is  made 
level  and  thence  to  the  P.  C.  or  P.  T.  where 
the  slope  ia  entirely  a  one  way  slope  upward 
from  the  inside  of  the  curve.  The  three 
sections  are  shown  in  Fig.  8  for  a  width  of 
roadway  of  20  ft  and  a  transverse  slope  of 
3^  in  to  the  ft.  For  crowns  of  roadways, 
see  the  several  Sections  on  different  types 
of  roads  and  pavements.  Typical  examples 
of  crowns  of  shoulders,  and  of  the  construc- 
tion of  shoulders  as  affected  by  crowns  of  roadways  and  side-slopes  in  exca- 
vations and  on  embankments,  are  shown  in  Fig.  9. 


SECTION  ON  TAI  GENT  100  FROM 
P.C.  QR  P.T. 

Lml 


SECTION  BO  FROM  P.C.  OR  P.T. 


SECTION  BETWEEN  P.C  AND  P.T. 
Fig.  8 


8.    Widths 

The  width  of  roads  should  be  determined  not  only  with  reference  to  the 
present  traffic  but  should  be  made  sufficiently  wide  to  accommodate  the 
traffic  of  the  near  fu- 

MkMl « — -,  ™ 


ture.  The  function  of 
the  road,  whether  it  is 
one  for  thru  travel  or 
for  local  travel,  will 
have  a  direct  influence 
on  the  width  required. 
Right-of-Way.  The 
width  of  right-of-way, 
as  the  road  approaches 
a  town,  should  be  in- 
creased if  there  is  a 
possibility  of  the  town 
growing  in  a  direction 
that  will  follow  the 
road.  For  the  same 
reason  it  is  of  special 
importance  to  provide 
a  wide  right-of-way  on 
those  roads  of  the  sys- 
tem which  form  the 
main  thorofares  be- 
tween a  city  and  a 
neighboring  town  or 
surburban  area.  A 
f+   right-of-way 


NEW  YORK 


MASSACHUSETTS 


MARYLAND 


WASHINGTON 

Fig.  9 
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would  be  necessary  for  such  roads  if  at  some  later  time  they  would  become 
oar  of  the  main  streets  for  thru  traffic  in  the  city.  Great  economy  will  re- 
pal  t  in  making  intelligent  plans  for  future  expansion  at  a  time  when  the  land 
values  are  low  and  before  a  district  has  been  built  up. 

Separate  Roadways  in  Massachusetts  (23).  "Assuming  that  the  money  was 
kvulable,  the  question  of  the  practicability  of  building  separate  roadways  for  horse- 
Hanm  vehicles,  or  a  roadway  on  each  side  of  the  hardened  roadway  in  the  center,  on 
the  state  highways,  depends  upon  the  width  of  the  location  and  the  local  conditions. 
I  "*  Experience  has  shown  conclusively  that  with  the  present  traffic  a  hardened  roadway 
of  at  least  18  ft  in  width  is  absolutely  necessary  on  all  main  roads  and  a  greater  width 
wfi  soon  be  required.  A  greater  width  is  necessary  on  curves  and  corners,  and  state 
ugfcways,  where  possible,  are  built  with  a  3-ft  gravel  shoulder  on  each  side.  The 
standard  width  formerly  was  15  ft  for  the  old  water-bound  macadam  road,  with  a 
8-ft  shoulder  on  each  side.  The  Commission  is  reconstructing  and  widening  these 
roads,  as  rapidly  as  funds  are  available,  at  a  cost  of  from  $6  000  to  $10  000  a  mile,  in- 
cfcarftng  the  improvement  of  corners  and  curves.  On  some  state  highways  the  location 
Is  only  a  little  over  30  ft  in  width.  A  large'  majority  of  the  locations,  however,  are 
64  or  GO  ft  in  width,  practically  all  of  them  since  the  traffic  has  increased.  On  many 
roads  there  is  a  single  car  track  with  turnouts;  on  a  few  a  double  track.  In  a  great 
many  places  sidewalks  are  needed. 

"It  is  manifest  that  where  such  conditions  exist,  it  would  be  impossible  to  have 

two  roadways  without  very  materially  widening  the  location  and  paying  land  damages, 

wbkfa  in  many  cases  would  be  very  large  and  in  some  instances  absolutely  prohibitive. 

The  widening  would  also  make  necessary  the  cutting  of  all  trees  near  the  roadside, 

the  moving  of  buildings,  etc.     With  the  increase  in  motor  vehicles,  the  construction 

jcf  itdewaiks,  wherever  many  foot  passengers  or  school  children  use  the  road,  is  more 

raportant  for  the  public  safety  than  wider  roadways.    Taking  an  ordinary  50-ft 

Uestkm,  the  sidewalk  and  grass  curb,  with  trees,  would  occupy  from  8  to  10  ft,  the 

roadway,  including  shoulders,  24  ft,  and  the  gutter,  3  ft  more,  a  width  of  60  ft  is  used. 

i  B  there  is  a  car  track  on  one  side,  11  to  12  ft  more  are  necessary.     If  there  is  a  double 

|  car  track  or  a  turnout,  18  ft  is  needed  for  the  rails  and  for  18  in  on  each  side,  besides 

sorVicnt  room,  if  it  is  located  on  the  side,  to  give  the  required  clearance  for  poles, 

trees,  etc.     Consequently/ under  modern  conditions,  it  is  evident  that  in  many  cases 

tat  locations  must  be  widened  before  separate  roadways  could  be  constructed." 

Coacmaiou  Pertaining  to  Right-of-Way  Adopted  by  3rd  Int.  Road  Cong.  (32). 
""The  main  traffic  roads  should  be  so  designed  that  spaces  are  provided  for  tram 
taekm,  fast  and  slow  traffic,  and  standing  vehicles;  and  in  such  a  way  that  they  can 
proceed  without  unduly  intermixing.  In  fixing  building  lines  along  what  may  ulti- 
amtely  become  main  roads,  regard  should  be  paid  to  ultimate  requirements.  Adequate 
space  should  be  provided  between  the  buildings,  and  powers  for  enforcing  this  should 
ht  held  by  all  authorities  who  decide  the  widths  of  roads." 

Width  of  Roadway  required  will  depend  upon  the  amount  and  character 
of  the  traffic.  A  scheme  of  providing  for  occasional  passing  traffic  in  narrow 
roadways  is  to  improve  the  surface  of  the  earth  shoulders  with  gravel  or 
some  other  means  a  few  feet  each  side  of  the  paved  portion  of  the  roadway. 
It  should  be  remembered,  however,  that  on  a  narrow  width  of  roadway, 
the  wear  is  greater  due  to  the  concentration  of  the  traffic.  Therefore,  in 
deciding  whether  a  narrow  or  a  wide  roadway  is  more  economical,  the 
i&rreased  cost  of  maintenance  should  be  taken  into  account.  Narrow 
roadways  are  usually  only  adopted  where  there  is  a  desire  to  build  as  much 
pileage  as  possible  with  the  money  available  and  the  traffic  on  the  road 
i«  small  in  amount  and  largely  of  the  horse-drawn  vehicle  type. 

Where  motor  vehicle  traffic  occurs  in  any  amount,  a  width  of  roadway 
!  should  he  provided  so '  that,  in  passing,  the  vehicles  do  not  have  to  run 
«ito  the  shoulder.     Horse-drawn  vehicles  can  pass  each  other  with  rela- 
tively small  clearance  since  the  speed  at"  which  they  travel  is  not  great 
i  eaoagh  to  do  much  damage  even  tho  they  should  graze  each  other  a  little 
*&d  neither  would  there  be  danger  if  the  wheels  on  one  side  went  off  on* 
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the  shoulder.  For  motor  vehicles  there  should  be  allowed  at  least  1  f 
between  the  wheels  and  the  outside  edge  of  the  roadway  and  a  clearane 
between  two  vehicles  of  at  least  1H  ft.  The  widths  of  different  types  o 
vehicles  is  as  follows:  Motor-bus  7  ft  2  in,  furniture  van  7  ft  6  in,  moto 
car  6  ft  6  in,  wagons  5  ft,  drays  and  motor  trucks  7  to  8  ft. 

Widths  Recommended.  A  width  of  metalled  or  paved  roadway  of  18  f 
to  20  ft  is  recommended  for  interstate  and  intrastate  highways;  for  road 
of  lesser  importance,  such  as  those  composing  the  county  and  town  system* 
a  width  of  from  14  ft  to  16  ft  should  be  used,  while  in  exceptional  instance 
a  single  track  width  of  7  to  9  ft  may  be  advisable,  provided  the  shoulder 
are  improved  to  accommodate  passing  traffic. 

Widths  in  Use.  In  Austria  the  width  of  roadway  on  government  roads  is  abou 
21  ft,  on  provincial  roads  14  to  16  ft,  and  on  district  roads  from  12  to  20  ft.  Man; 
of  the  important  district  roads  in  the  north  of  France  have  a  roadway  20  ft  wide 
the  central  15  ft  of  which  is  paved  and  the  remaining  2>£  ft  on  each  side  is  metalled 
The  metalled  roadways  of  the  national  roads  are  28  ft  wide.  In  England  the  metaUe* 
roadways  of  the  main  roads  are  16  to  22  ft  wide.  Standard  widths  of  roadways  no 
including  shoulders  of  state  roadB  in  several  states  of  the  United  States  are  as  follows 
New  York  14  to  16  ft,  Rhode  Island  18  ft,  Massachusetts  16  to  18  ft,  Connecticu 
14  to  18  ft,  Washington  16  ft,  Pennsylvania  14  to  16  ft,  Ohio  16  ft,  New  Jersey  16  fl 
Maryland  14  ft.  Greater  widths  than  the  standard  width  are  built  in  special  case 
where  the  roads  pass  thru  or  approach  towns. 

Location  of  Car  Tracks.  The  progress  and  development  of  com  muni  tie 
are  dependent  to  a  large  extent  upon  the  systems  of  transportation  con 
necting  them  with  surrounding  districts.  Street  railways  and  motor-buse 
are  the  two  systems  which  must  be  considered  in  designing  the  roads 
There  are  several  advantages  in  having  the  car  tracks  located  on  a  par 
of  the  highway  which  is  inaccessible  to  other  traffic.  This  arrangemen 
does  not  interfere  with  the  convenience  of  those  entering  and  leavinj 
the  cars  and  has  the  added  advantage  that  the  cars  can  be  operated  a 
higher  speeds  without  danger  to  the  other  traffic.  The  work  incident  t< 
the  maintenance  of  the  track  can  be  carried  on  without  disturbing  thi 
surfacing  of  the  roadway.  A  location  within  the  highway  is  often  mon 
economical  for  the  railway  company  since  the  expense  of  purchasing  i 
right-of-way  is  saved  and  the  cost  of  grading  is  small.  From  the  standpoin 
of  the  people  using  the  railway  a  location  within  the  highway  is  usually  mon 
convenient  to  their  homes  Many  interurban  electric  railways  are  built  on  j 
right-of-way  entirely  off  the  highway.  Car  tracks  on  roads,  which  carry  fou: 
line*  of  vehicle  traffic,  might  best  be  placed  in  the  center  of  the  road  with  j 
roadway  on  each  side  sufficient  to  take  two  lines  of  vehicles.  Car  tracks  whirl 
carry  two  lines  of  vehicle  traffic  are  placed  usually  at  one  side  of  the  road.  / 
design  should  be  adopted  which  will  prevent  roadway  traffic  from  using  th< 
car  track.  The  following  information  will  be  of  assistance  in  studying  thi 
problem:  Width  out-to-out  of  cars  varies  from  8  ft  to  9  ft  1  in;  the  clear 
ance  between  cars  passing  on  a  double  track  varies  from  a  minimum  of  5  in  t< 
2  ft.     The  track  gage  in  the  United  States  is  almost  universally  4  ft  8>£  in 

REGULATIONS  AND  RESTRICTIONS 

9.    Boundaries  of  Roads* 

"  Boundaries  on  highways  and  elsewhere  are  usually  established  bj 
persons  or  municipalities  or  the  government,   by  descriptions,   thru   thi 

♦Abstracted  from  "  The  Legal  Status  of  Highway  Boundaries  and  Dia 
\  of  Surface  Waters,"  by  John  C.  Wait.  Better  Roads,  Aug.,  1916. 
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medium  of  language,  usually  written;  boundaries,  therefore,  become  a 
question  largely  of  intention,  as  expressed  or  interpreted  by  the  language 
employed.  When  the  intention  is  clear,  it  will  prevail,  the  same  as  in 
other  instruments,  such  as  deeds,  wills,  bills,  or  memoranda  of  sales,  agency 
and  assignment.  The  intention  of  the  parties,  both  parties,  is  what  will 
govern,  if  that  intention  be  expressed  clearly  and  so  that  both  parties 
should  have  comprehended  it. 

"  Law  of  Boundaries.  It  is  when  the  intention  is  not  clearly  expressed 
that  the  law  asserts  itself  and  applies  its  principles;  giving  to  the  parties 
the  intent,  motive  and  purpose  of  doing  that  which  is  most  rational  and 
bf>4t  for  public  interests,  the  security  of  titles,  and  the  avoidance  of  litiga- 
tion and  trouble.  Such  is  the  basis  of  our  jurisprudence,  namely,  for  the 
law  to  assert  itself  and  give  to  the  parties  what  the  courts  deem  the  best 
policy  when  they  have  failed  to  be  precise  and  certain  in  the  written  declara- 
tions. With  respect  to  the  description  of  property  bounded  by  streets, 
roads,  and  ways,  the  policy  of  the  law  is  to  give  the  ways  to  the  abutting 
owners,  subject  to  the  use  of  such  ways  for  travel  and  street  purposes. 
That  seems  to  require  that  abutting  owners  should  own  to  the  center  of 
the  road  or  way. 

"  Law  of  Public  Policy.  The  law  that  prevails  with  respect  to  boundaries 
of  roads  and  ways  does  not  exist  solely  because  the  abutting  owner  ever 
did  own  to  the  center  of  the  street,  but  it  is  based  upon  public  policy.  All 
American  and  English  courts  recognize  the  existence  of  a  rule  or  presump- 
tion that  a  conveyance  of  land  bounded  on  or  by  a  highway  passes  to  the 
grantee  a  title  to  the  center  of  the  way.  The  difference  in  the  opinions 
by-  the  courts  arises  from  the  application  of  the  general  rule.  The  rule  is 
ffjunded  upon  a  policy  which  tends  to  guard  against  inconveniences  of  the 
most  alarming  character.  If  such  a  rule  were  not  adopted,  confusion  would 
arise  and  titles  would  not  be  secure. 

"  Reason  for  Role.  The  chief  reasons  for  holding  that  abutting  owners  shall  own 
to  the  center  of  the  street  or  stream,  canal,  or  way  are  the  following: 

1.  To  prevent  the  existence  of  innumerable  strips  or  gores  of  land  along  the  margin 
or  io  the  beds  of  streams  and  highways,  the  title  to  which  might  remain  in  abeyance 
for  generations,  after  which,  upon  the  happening  of  some  unexpected  event,  abutting 
owners  would  find  themselves  harassed  with  litigation,  and  would  find  themselves 
without  the  means  of  entrance  and  egress  from  their  properties,  and  surrounded  by 
embarrassments  which  would  result. 

2.  The  abutting  owner  pays  the  taxes  and  is  usually  assessed  for  the  improvements 
of  the  roads  and  streets,  such  as  paving,  curbing,  sewers,  and  it  would  be  an  injustice 
that  some  one  else  should  reap  the  benefit  of  such  expenditures. 

3.  The  abutting  owner  is  held  responsible  for  the  conditions  of  the  street,  such  as 
clearing  the  walks  of  snow  and  all  other  obstructions. 

4.  The  ordinances,  statutes,  and  courts  universally  hold  abutting  owners  responsible 
tar  all  burdens  and  improvements  to  his  half  of  the  street,  which  is  a  good  and  sound 
lesson  why  he  should  have  the  proprietary  interest  in  it. 

M  Effect  of  Contrary  Rule.  Any  contrary  rule  would  introduce  a  flood  of  unprofitable 
Sugatioa  to  abutting  owners,  unless  indeed  all  roads  and  highways  should  be  taken 
over  by  the  State,  which  would  have  exclusive  ownership  in  them,  but  would  the  State 
sesame  the  burden  of  all  the  improvements  necessary  to  be  made  in  streets,  would  the 
State  get  the  requisite  benefit  from  a  sidewalk  in  front  of  an  abutting  owner,  that  it 
voaid  be  willing  to  pay  for  such  an  improvement?  bitil  the  State  will  assume  such 
Isiiiimi  or  assume  to  provide  ways  and  means  for  assessemnt  of  public  improvements 
■csmst  the  properties  benefited,  it  would  seem  that  public  policy  would  require  that 
the  laws  should  remain  as  they  are  and  that  abutting  owners  should  own  to  the  center 
of  the  ways. 

"  AysJication  of  Role.    With  this  presumption  in  mind,  and  land  bounded  by  the 
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words  on,  by,  along,  or  upon  a  public  way  or  road,  extends  to  the  center  of  the  way, 
unless  there  are  words  in  the  description  to  show  contrary  intent,  and  the  description ' 
muSt  be  clear  and  unequivocal  that  it  was  the  intention  of  the  grantor  to  limit  the ; 
landowner  to  the  edge  or  side  of  the  street.  When  land  is  described  as  lying  on  a 
street  or  along  the  street,  or  by  the  street,  or  by  said  road,  or  when  city  lots  have 
been  described  as  abutting  on  a  street  and  designated  by  numbers,  in  each  instance 
the  courts  have  ruled  that  the  description  extended  to  the  center  of  the  street  or  way. 

"Abandoned  Streets.  After  what  has  been  said  as  to  the  ownership  of  j 
abutting  owners  in  streets  and  ways,  it  would  naturally  follow  that  when, 
streets  are  abandoned,  or  even  ways  such  as  railways  and  canals,  the  land 
would  revert  to  the  abutting  owners,  and  each  would  take  to  the  middle 
of  the  way.  This  rule  prevails  generally  thruout  the  States,  and  when 
canals  or  roads  arc  abandoned  by  the  State  or  by  the  municipality,  and 
the  rights  of  the  public  to  travel  over  such  ways  ends,  then,  of  course, 
the  property  with  all  its  rights  reverts  to  the  owners  thereof. 

"  Property  in  Ways.  A  proper  understanding  of  boundaries  on  high- 
ways, or  surface  waters  in  connection  with  them,  can  be  had  only  by  a 
clear  comprehension  of  the  rights,  title,  and  interest  of  abutting  owners 
and  the  public  or  the  State  or  county  in  such  highways.  Thruout  the 
New  England  and  Middle  States,  the  ownership  of  highways  and  roads  is 
almost  universally  in  the  abutting  owners,  and  the  public,  the  State,  or 
the  county  enjoy  only  an  easement  of  travel  or  right-of-way  over  such 
lands.  The  soil,  any  minerals,  water,  oil,  or  gas,  all  trees  and  vegetation 
that  abound  in  or  upon  said  land,  belong  to  the  abutting  owners,  together 
with  the  fruit,  vegetables  or  seeds  that  may  grow  upon  them.  Soma 
cases  have  gone  so  far  as  to  grant  abutting  owners  the  right  to  remove 
people  from  occupying  a  roadway  or  highway  for  other  purposes  than 
that  of  travel,  as  for  sight-seeing  purposes,  for  purposes  of  trade  or 
observation. 

"  Road  Materials.  This  question  of  the  ownership  of  highways  frequently  arises] 
with  the  State  Department  of  Highways  when  materials,  as  gravel  and  sand,  are 
taken  from  banks  in  the  highway  for  repairs  or  construction  purposes  at  other  points 
than  where  taken  from.  Abutting  owners  have  been  known  to  come  forward  with 
their  teams  and  to  forbid  the  State  or  its  contractors  taking  such  gravel,  sand,  or  rock. 
and  to  themselves  load  their  wagons  and  to  appropriate  such  materials  to  their  own 
individual  purposes.  Generally  speaking,  where  the  public  or  the  State  or  county 
has  only  an  easement  of  travel  or  right-of-way,  the  abutting  owner  may  prevent  the 
removal  of  such  materials  or  may  take  them  himself  to  his  own  uses  and  purposes, 
whether  for  filling  or  otherwise,  and  the  State  may  not  appropriate  them  for  repairs 
to  other  portions  of  the  driveway  or  road.  In  some  States  and  jurisdictions  this  has 
been  permitted  and  held  to  be  lawful,  and  in  others  it  has  been  forbidden,  where 
abutting  property-owners  have  objected  or  protested. 

"  Highway  Specifications.  In  the  preparation  of  specifications,  the  highway  engineer 
may  not,  in  the  name  of  the  State  or  county,  give  to  the  contractor  the  use  of  gravel 
and  sand  from  the  road-bed,  nor  authorize  the  contractor  to  appropriate  such  materials. 
Abutting  owners  may  prevent  such  acts  in  many  States  and  jurisdictions.  It  is  usually- 
wiser  to  state  in  the  advertisement  or  invitation  to  bidders  that  appropriate  and 
suitable  materials  are  to  be  had  along  the  line  of  the  work,  but  that  the  contractor 
must  make  his  own  arrangements  for  the  purchase  from  abutting  or  near-by  owners 
of  their  materials  of  construction,  and  that  the  State  assumes  no  liability  in  the  matter. 
In  preparing  specifications  for  road-building,  the  most  material  factor  is  the  use  of 
the  materials  at  hand.  Yet  frequently  the  government  may  not  avail  itself  of  the 
materials  of  construction  found  within  the  road-bed  or  right-of-way.  This  situation  ia 
going  to  have  considerable  bearing  upon  the  future  of  our  country  and  in  the  problem 
of  preparedness  or  defense,  for  good  roads  and  ways  are  the  most  vital  element  of 
— "^ern  warfare.  If  the  State  cannot  control,  dispose  of  or  even  own  the  materials 
occupy  the  roadway,  it  is  high  time  that  thorofares  were  established  thruout 
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the  country  by  the  condemnation  of  lands  over  which  they  pass  and  the  exclusive 
ownership  of  such  thorofares  by  the  State  or  the  Federal  Government. 

M  Uses  of  Highway  Restricted.  In  the  present  situation,  where  the  abutting  owner 
and  usually  a  fanner  owns  the  right-of-way,  it  is  doubtful  even  if  the  use  of  the  right- 
of-way  for  contractor's  plant  and  material  is  within  the  easement  owned  by  the  public 
And  the  subject  of  the  ownership  of  streets  and  roads  is  closely  identified  with  the 
obstruction,  interference  with  travel  and  the  rights-of-way  over  roads  and  highways. 

M  Husbandry  in  Road.  With. the  ownership  of  the  land  in  the  abutting  owner  goes 
the  right  to  pasturage  of  cattle,  swine,  and  other  domestic  stock;  also  the  plowing 
and  planting  of  such  rights-of-way,  not  used  for  travel,  for  potatoes,  corn,  and  other 
crone.  While  this  is  not  usual,  for  the  reason  that  the  farmer's  crops  would  doubtless 
•offer  from  the  public  employing  the  road  for  travel  and  for  driving  droves  of  stock, 
horses,  cattle,  sheep,  etc,  which  would  trample  down  the  potatoes,  eat  up  or  destroy 
the  corn  and  other  crops,  yet  if  the  abutting  farmer  cares  to  assume  that  risk  and  his 
eohrvation  of  part  of  the  right-of-way  does  not  interfere  with  travel,  he  undoubtedly 
may  do  so.  It  is  a  prevailing  custom  in  some  parts  of  the  country  to  plant  apple 
trees  along  the  roads,  and  to  gather  the  hay  crop  and  to  pasture  the  horses  in  the. 
roadway*  sad  these  acts,  while  they  may  appear  ordinarily  to  the  layman  or  even 
to  the  engineer  as  acta  of  lawlessness,  are  on  the  contrary  acts  strictly  within  the 
'  '  ~   of  abutting  owners. 


Boundaries  Established.  Boundaries  may  be  established  by  other 
than  by  deeds  or  wills  or  by  the  property-owners'  own  voluntary 
act;  as,  by  the  legislature,  by  court  proceedings,  by  arbitration,  or  by 
acquiescence  or  long  usage.  When  the  legislature  or  court  fixes  boundaries, 
they  are  more  likely  to  be  definite  and  certain  than  when  described  by 
individuals.  If  they  are  not,  then  the  same  rules  of  construction  are 
applied  to  them  by  the  courts  as  in  the  case  of  individuals;  except,  however, 
that  the  court  will  protect  the  interest  of  the  State  as  against  the  individual. 

M  ArbitrarioiL.  Disputes  as  to  boundaries  may  be  submitted  to  arbitration  and  the 
parties  bound  by  an  award,  the  same  as  in  other  controversies.  In  such  a  case  the 
courts  would  be  bound  to  sustain  such  an  award. 

"Adverse  User.  Boundaries  may  be  also  fixed  and  determined  by  adverse  user  or 
prescription.  If  the  public  or  a  party  use  a  piece  of  land  or  a  way  over  or  thru  land 
in  a  certain  way  or  for  certain  purposes,  they  will,  after  long  usage,  usually  21  years, 
acquire  a  right  to  continue  to  use  the  land  or  way,  in  spite  of  the  owner's  objections. 
Bach  rights  are  termed  adverse  or  prescriptive  rights.  In  such  cases  the  boundaries 
are  restricted  to  the  land  actually  occupied  or  used,  for  the  full  period,  usually  21  years. 

14  User  Adverse  the  State.  Adverse  use  or  possession  can  not  be  had  against  the 
State  or  government;  so  that  persons  and  the  public  cannot  deprive  the  State  from 
■ami ting  at  any  time  its  rights  in  property,  unless  by  special  act  of  legislature  such 
rights  are  given  to  the  public  or  to  abutting  land-owners. 

M  Conflict  of  Calls  in  Descriptions.  When  there  is  conflict  in  the  calls  of  a  description, 
the  same  rales  apply  as  to  boundaries  between  adjacent  owners.  One  general  rule 
k>  that  the  most  certain  and  definite  call  or  description  shall  prevail,  as  best  showing 
the  nitration  of  the  parties.  Thus,  a  permanent  monument  would  prevail  over  courses 
and  distances;  and  the  course  is  held  to  govern  the  distance,  tho  why  it  should  is  not 
dear;  and  courses  and  distances  control  acreage." 

10.    Surface  Waters* 

••  Defined.  Surface  waters  have  been  defined  as  waters  on  the  surface 
of  the  ground  which  are  of  a  casual  or  vagrant  character,  following  no 
definite  course  and  having  no  substantial  or  permanent  existence,  and 
which  are  lost  by  being  diffused  over  the  surface  of  the  ground,  thru 
it  by  percolation  into  the  soil  or  from  it  by  evaporation.     They  are  dis- 

•  Abstracted  from  "  The  Legal  Status  of  Highway  Boundaries  and  Dis- 
posal of  Surface  Waters,"  by  John  C.  Wait,  Better  Roads,  Aug..  1916. 
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tinguished  from  watercourses,  which  flow  in  definite  channels,  and  from 
lakes  and  ponds,  which  have  a  substantial,  as  distinguished  from  a  vagrant- 
existence.  When  surface  waters  enter  a  stream  or  permanent  lake  or  pond, 
they  lose  their  character  as  surface  waters,  and  the  rights  of  persons  in 
tneir  use  or  diversion  are  governed  then  by  the  law  of  watercourses  and 
of  lakes  and  ponds.  Flood  waters  caused  by  the  overflowing  of  the  ban  lea 
of  watercourses  are  usually  treated  as  surface  waters  until  they  return 
to  the  stream  when  the  water  subsides. 

"  Civil  and  Common  Law.  The  law  applicable  to  surface  waters  is  not 
general  thruout  the  United  States,  but  is  considerably  different  in  trie 
several  states  and  in  adjoining  states,  and  two  rules  have  been  adopted, 
one  known  as  the  rule  of  the  civil  law  and  the  other  the  rule  of  the  common 
law,  and  some  states  have  adopted  a  modified  doctrine  which  embodies 
essential  principles  of  both  rules.  The  Southern  States  and  some  of  the 
Middle  States  have  adopted  the  civil  law  rule,  which  is,  generally  speaking, 
the  right  of  the  owner  of  the  superior  or  higher  lands  to  drainage  upon 
the  lower  lands,  this  being  based  upon  the  natural  law  of  water  to  aeolc 
its  own  level;  and  the  reason  for  its  adoption  is  that  a  rule  which  natural 
rules  enforce  is  unquestionably  and  clearly  the  better  and  more  equitable 
law,  because  there  can  be  no  surprises  or  hardships  in  this,  for  each  succes- 
sive owner  takes  his  land  with  whatever  advantages  or  inconveniences 
nature  has  stamped  upon  it. 

"  Civil  Law.  Under  the  civil  law,  therefore,  a  servient  owner  of  lands 
at  a  lower  level  could  not  obstruct  the  flow  of  waters  from  land  at  a  higher 
level,  and  if  the  servient  owner  desires  to  improve  his  land,  he  must  make 
provision  by  drains  or  otherwise  for  the  discharge  of  natural  flow  of  surface 
waters  from  the  higher  or  upper  lands,  and  he  must  do  this  or  obstruct 
them  at  his  peril. 

"Common  Law.  Under  the  common  law  rule,  which  prevails  in  the 
Northern  and  Eastern  States  and  in  some  of  the  Western  States,  a  servient 
landowner  has  the  right  to  take  any  measures  necessary  to  the  protection 
of  his  property  even  tho  he  prevents  the  entrance  upon  his  land  of  waters 
which  naturally  flow  there,  and  if  damages  result  to  the  upland  owner 
they  afford  no  cause  of  action.  The  servient  owner  may  build  walls, 
embankments,  and  dams,  and  protect  his  property  by  levees  or  otherwise 
from  the  overflow  from  his  neighbor,  under  the  common  law  rule,  tho  he 
may  not  do  so  by  trespassing  upon  the  land  of  his  neighbor. 

"  Care  of  Waters.  The  care,  diversion,  or  obstruction  of  surface  waters 
in  the  construction  and  maintenance  of  highways,  as  stated  before,  is  a 
serious  problem.  It  is  not  always  convenient  to  divert  the  waters  from 
a  highway  at  their  natural  point.  If  so  diverted,  they  frequently  will 
require  ditches  or  drains  upon  adjoining  property,  which  cannot  be  built 
except  with  the  consent  of  the  adjoining  owner  or  by  condemnation  pro- 
ceedings; or,  if  such  ditches  or  drains  be  not  provided,  the  waters  may 
be  deflected  back  into  the  road  at  some  lower  point.  If  a  road  be  upon  a 
side  hill,  surface  waters  will  accumulate  on  the  upper  side  of  the  road,  and 
after  being  conducted  some  distance  must  be  carried  either  over  or  under 
the  roadway  to  the  lower  side,  and  there  be  discharged  in  considerable 
quantity  either  into  the  gutter  upon  the  lower  side  or  upon  the  abutting 
landowner.  Waters  so  conducted  and  collected  will  in  heavy  storms  be 
projected  upon  abutting  landowners  in  large  quantities,  and  will  ordinarily 
carry  silt,  sand,  gravel,  and  stones  of  considerable  size,  piling  and  heaping 
up  to  the  detriment  of  the  abutting  landowner  and  over  considerable  area, 
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sometimes  approaching  a  quarter-acre.  Usually  such  a  diversion  and 
projection  of  sand  and  silt  upon  an  abutting  landowner  bring  a  protest 
and  sometimes  claims  against  the  State  or  county.  In  sparsely  settled 
bounties,  where  land  is  not  of  much  value,  the  question  would  not  be 
material,  but  in  localities  where  land  is  valuable,  or^  where  it  is  used  for 
manufacturing,  residential,  or  even  gardening  purposes,  the  trespass  becomes 
a  serious  one,  and  it  is  equally  serious  for  the  State  to  undertake  to  conduct 
waters  for  any  considerable  distance  down  a  steep  hill  within  the  highway 
boundaries. 

M  Devices.  This  problem  was  formerly  met  by  placing  frequent  water  ban  across 
the  roadway.  The  advent  of  the  automobile  and  of  high-speed  vehicles  has  practically 
ease  away  with  the  water  bar,  and  the  State  has  now  to  provide  adequate  gutter 
ditches  and  drainage  for  such  distances  along  the  highway  as  will  reach  an  accom- 
modating abutting  landowner  or  some  watercourse  into  which  the  water  may  be 
discharged-  These  conditions  sometimes  necessitate  the  construction  of  pipe  drains 
and  in  some  instances  of  brick  culverts  of  considerable  length  and  expense,  for  it  is 
unquestionably  the  law  that  the  State  or  county,  in  the  construction  of  its  highways, 
may  not  accumulate  surface  waters  by  gutters,  ditches,  trenches,  or  otherwise,  and' 
discharge  the  water  in  a  body  upon  abutting  owners,  to  their  damage  and  detriment, 
say  more  than  the  owner  himself  may  collect  quantities  of  water  in  trenches  or  drains 
and  discharge  it  into  the  highway  to  its  detriment  and  destruction. 

"  Discharge  Waters.  As  to  what  would  be  an  unreasonable  discharge  of  water  in 
either  direction  would  depend  probably  upon  the  results  or  consequences.  If  the 
water  were  dissipated  over  a  considerable  area,  so  as  to  flow  away  in  the  bushes  or 
grass,  and  without  casting  debris  upon  the  abutting  owner,  thus  minimizing  the  damages 
which  he  might  suffer,  it  would  probably  be  within  the  province  of  the  highway  engineer 
to  so  divert  surface  waters,  and  the  liability  of  the  State  or  county  for  such  acts  would 
depend  largely  upon  the  injury  or  damage  that  resulted. 

■*  Personal  Liability.  The  personal  liability  of  a  public  official,  as  a  highway  super- 
intendent or  commissioner,  for  such  diversion  would  depend  upon  whether  be  acted 
ia  good  faith  and  as  a  prudent  man  in  the  discharge  of  his  duties.  If  it  were  done 
ootaide  of  his  duties  and  in  a  reckless  manner,  his  liability  might  be  established. 

**  Ownership  of  Abutters.  In  connection  with  the  diversion  or  casting  of  waters 
iato  the  highway  by  an  abutting  landowner,  it  should  be  remembered  that  the  land 
of  the  ordinary  and  usual  highway,  outside  of  municipalities,  belongs  to  the  abutting 
owner,  and  that  the  State,  county,  or  public  have  only  the  right  of  travel  in  it,  and 
those  rights  which  are  necessary  to  maintain  the  highway  and  to  make  it  safe  for 
travel.  It  would,  therefore,  follow  that  an  abutting  landowner  would  be  given  every 
privilege  and  permission  in  the  use  of  an  abutting  highway  that  he  would  have  in  his 
•wn  land,  so  long  as  it  did  not  interfere  with  public  travel  and  the  public  uses  of  the 
highway  for  travel.  Originally,  the  uses  of  highways  were  solely  those  of  travel, 
oat  by  statute  and  by  judicial  legislation  highways  have  in  many  instances  been  bur- 
dened by  other  uses,  such  as  drains,  requisite  and  necessary  to  properly  carry  off  the 
eaters  from  the  highway;  also  in  some  instances  telegraph  and  telephone  poles,  sewers, 
sad  even  waterpipes.  These  later  uses,  however,  have  been  largely  confined  to  villages 
sad  dtiea,  where  the  comforts  and  conveniences  and  protection  of  its  inhabitants  would 
Mem  to  require  a  household  supply  of  water,  gas,  electricity,  and  electric  communica- 
tion, and  likewise  sewers  to  carry  away  the  wastes. 

M  Hatond  Drainage.  Surface  waters  may,  of  course,  be  drained  into  natural  or  even 
ortifieiaJ  watercourses,  if  the  artificial  watercourses  are  conducted  to  natural  ones, 
si  watercourse*  are  outlets  provided  by  nature  for  carrying  off  such  waters,  and  the 
fcw  pertaining  to  watercourses,  forbids  their  obstructing,  damming,  or  interference 
with  to  the  detriment  of  abutting  or  neighboring  landowners.  Generally  speaking, 
toe  drainage  of  highways  is  governed  by  the  same  rules  as  farm  drainage,  and  surface 
eaters  of  such  highways  can  be  collected  and  discharged  into  watercourses  even  tho 
tfas  volume  of  said  watercourses  is  greatly  increased. 

**  Licenses,     A  highway  commissioner,  on  behalf  of  the  State,  may,  of  course,  secure 
by  contract  the  right  to  divert  the  natural  flow  of  surface  waters  upon  land  and  **» 
them  upon  or  over  the  land  of  abutting  owners,  or  to  maintain  arti" 
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drains  over  such  lands.  In  making  sueh  contracts  or  agreements  with  farmers,  the 
engineer  or  commissioner  should  be  careful  not  to  obligate  the  State  by  contract  to 
the  maintenance  and  repair  of  such  drains  or  to  make  them  liable  for  the  Hamming  or 
obstruction  of  such  drains  or  ditches.  A  contract  which  would  bind  the  State  would 
ordinarily  be  required  to  be  made  by  some  higher  official  than  engineer  in  charge  of 
construction,  or  even  a  highway  commissioner,  unless  he  were  given  authority  expressly 
by  statute. 

"  Condemnation.  If  such  an  agreement  cannot  be  made  with  the  abutting  owner* 
provision  is  then  usually  made  by  which  the  commissioner  of  highways,  or  some  other 
designated  county  or  state  official,  may  proceed  to  condemn  a  right  over  lands  for 
such  a  drain  or  ditch. 

"  Filling.  Low  places,  as  in  marshes  or  ponds  or  covered  with  surface  water,  may 
be  filled  in  and  raised  by  a  commissioner  or  engineer  in  the  same  manner  that  any 
adjoining  owner  may  fill  in  low  places  of  his  land  and  make  it  arable  or  useful.  No 
complaint  or  action  for  injuries  or  damages  may  be  had  by  adjoining  or  abutting? 
owners  by  reason  of  the  increase  in  depth  of  surface  water  over  their  lands,  for  the 
State  or  county  may  improve  its  land  for  the  purposes  of  a  highway,  as  for  travel,  as 
landowners  may  improve  their  premises  for  farming  or  manufacturing  purposes. 

"Damages  from  Waters.  There  are  several  conditions  that  arise  from  surface 
water  which  may  prove  a  source  of  injury  and  damage,  resulting  in  claims  against 
the  person  who  directs,  diverts,  and  discharges  the  surface  waters  in  an  unlawful  manner. 
These  are  known  as  obstruction,  diversion,  repulsion,  discharge,  impounding,  pollut- 
ing, and  fouling  of  waters.  There  are  the  direct  discharge  of  waters  against  the  property 
or  land  of  another,  the  setting  back  of  waters  and  consequent  overflow  of  lands  and 
structures,  the  impounding  of  waters  by  damming,  as  by  embankments,  and  the 
sudden  escape  of  those  waters  by  washouts  or  the  failure  of  the  embankment;  then 
there  are  the  withdrawal  and  appropriation  of  surface  waters,  which  the  lower  owner 
may  be  entitled  to  have  flow  in  their  natural  course." 

11.    Traffic  Regulations 

General  Considerations.  Since  1910  especial  attention  has  been  given 
to  traffic  regulations  covering  all  phases  of  the  use  of  public  highways 
by  horse-drawn  and  motor  vehicles. 

The  safe  and  expeditious  use  by  vehicles  of  municipal  streets  has  been 
given  thoro  consideration  with  the  result  that  many  cities  now  have 
satisfactory  traffic  rules.  See  Sect.  7.  Similar  regulations  have  been 
adopted  by  some  states,  those  of  New  York,  passed  by  the  1917  Legisla- 
ture, being  a  notable  example. 

Regulations  pertaining  to  allowable  weights,  speeds  and  dimensions  of 
vehicles,  in  order  to  be  placed  upon  equitable  basis,  should  be  adopted 
only  after  extensive  investigations  by  experts.  Certain  statistical  data 
and  typical  state  laws  of  value  in  connection  with  a  consideration  of  such 
regulations  are  cited: 

Motor-Truck  Dimensions  as  given  by  Masury  (24).  "Overall  Height.  The 
overall  height  of  present  motor-trucks  seldom  exceeds  12  ft.  The  height  is  limited 
by  the  headroom  necessary  to  drive  under  such  structures  as  railroad  bridges  at  grade 
crossings,  enclosed  or  top  bridges,  elevated  railroad  structures,  overhead  trolley  wires, 
doorways  of  buildings,  ferry  boats.  Railroad  grade  crossings  seldom  provide  less 
than  12  ft  headroom.  Enclosed  top  bridges  do  not  always  provide  as  much  aa  14  ft 
clearance. 

"Overall  Width.  The  overall  widths  of  present  motor-trucks  are  in  very  few 
instances  in  excess  of  96  in.  This  dimension  is  limited  by  the  distance  between  pmrta 
of  such  structures  thru  which  vehicles  must  be  driven,  as  doorways,  elevators  in  build- 
ings, ferry  boats.  Overall  widths  are  to  a  great  extent  controlled  by  conditions  that 
minimise  the  clearances  between  passing  vehicles  and  the  clearances  between  panning 
vehicles  and  stationary  objects,  as  posts,  trees,  poles,  elevated  railroad  pillars,  curbs, 
-*-  -nd  that  make  negotiation  both  difficult  and  dangerous. 

trall  Lengths.    The  material  to  be  transported  is  the  most  important  factor 
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controlling  length.  Overall  lengths  of  existing  motor-trucks  seldom  exceed  24  ft. 
Overall  lengths  of  tractors  and  semi-trailers  seldom  exceed  35  ft.  Ladder  wagons  for 
in  department  use  sometimes  attain  lengths  of  40  to  45  ft.  Structural  steel  girders, 
telegraph  poles,  timbers,  and  similar  materials  sometimes  in  excess  of  60  ft  are  trans- 
ported by  tractors  and  semi-trailers.  Tractor  and  trailer  trains  have  attained  lengths 
of  over  80  ft,  but  are  difficult  to  handle  because  the  trailers  cut  under  on  turns.  Lengths 
are  also  controlled  and  restricted  by  the  difficulties  encountered  in  negotiating  turns, 
particularly  wnere  roads  are  narrow  and  cross  at  acute  angles,  and  stationary  objects, 
poles,  pillars,  trees,  etc,  are  located  in  close  proximity  to  the  sides  of  the 
It  is,  of  course,  obvious  that  wheelbase  length  is  the  most  important  factor 
that  determines  the  turning  radius  of  motor  vehicles,  and  that  the  radius  increases 
ss  the  length  increases. 

"Vehicles  of  maximum  dimensions  as  follows  have  been  either  projected,  designed 
sr  bmlt»  and  are  in  few  instances  extreme,  the  figures  serve  to  show  simply  a  few  con- 
ditions: Five  and  one-half  ton  tractor-trailer  for  transportation  of  milk;  width,  90  %  in; 
height,  11  ft;  length,  321  \i  in.  Truck  equipped  with  body  to  carry  timbers  85  ft 
Six  and  one-half  ton,  180%-in  wheelbase  truck,  designed  with  racks  to  carry 
width,  96  in.  Two-ton,  10-ft  wheelbase  truck,  designed  with  special  semi- 
trailer of  20-ft  wheel  base,  to  transport  aeroplane  30  ft  long.  Seven  and  one-half  ton 
tractor,  designed  with  special  semi-trailer,  which  carries  a  tank  of  16  tons  capacity; 
height,  10  ft  6  in;  length,  26  ft  9  in/' 

Motor-Truck  Traffic  on  New  York  Highways  (18b).  "It  was  found  that  the 
tracks  and  buses  range  from  1  ton  to  16  tons  in  weight,  including  the  vehicle.  By 
far  the  largest  number  consist  of  8-ton 


The  reports  obtained  as  to 
each  truck  and  bus  upon  an  estimated 
yearly  period  of  40  weeks,  eliminating 
the  entire  12  weeks  during  the  winter 
season,  show  that  the  traffic  upon  im- 
proved state  and  county  highways 
from  motor-buses  and  motor-trucks 
amounts  to  14  784  680  miles  for  the 
40  weeks,  having  60  216  520  ton- 
Bnkege.  The  following  figures  show 
the  mileage  and  average  speed  for 
the  various  saxes  of  trucks: 

Regulation  of  Horse-Drawn  Vehi- 
des  by  McCormick  (25).  "While 
there  Is  wide  variation  in  sixes  and 
types  of  wagons  marketed  by  the 
different  manufacturers,  it  is  believed 
tfcst  five  sixes  of  wagons  will  be 
safleient  to  meet  all  the  needs  of 
tanning  operations  and  all  general 
eork  except  the  heaviest  trucking 
sad  certain  specialized  hauling,  which 
k  Hkdy  to  be  confined  to  city  pave- 
ments.   These  five  sizes  are: 

L  One-horse  wagon  having  a  gross 
load  capacity  of  2000  lb  and  a  skein 
from  2  H  to  2^  in. 

2.  light  2-horse  wagon  with  a 
abas  approximately  2H  in,  and 
a  gross  carrying  capacity  of  3500  lb. 

'  3.  Medium  2-horse  wagon  with  a  skein  not  exceeding  8  in,  and  designed  for  a  gross 
load  of  4500  lb. 

4.  Standard  2-horse  wagon  with  a  skein  of  3^  in  and  a  gross  carrying  capacity  of 

mm  ib. 

&.  Heavy  2-horse  wagon  having  a  skein  of  3^  in  and  gross  load  capacity  of  7500  lb. 
"As  there  is  considerable  difference  in  the  practice  of  manufacturers  regardir'- 


Total  Load 

per  Truck 

in  Tons 

Total 
Mileage  for 

the  State 
per  Year  of 

40  Weeks 

Average 
Speed 

Miles  per 
Hour 

1 

\}A 

565  680 

858  720 

1609  680 

1  520  080 

2  217  880 
1  039  920 
1  803  840 

503  680 

1005  400 

176  760 

662  640 

267  880 

633  960 

132  880 

681160 

24  400 

890  080 

529  280 

8  880 

8  640 

59  320 

4  640 

4  640 

4  640 

19.4 
17.4 

2     

17.1 

2\4 

17.7 

8     

16.6 

3K 

14.6 

4     

14.6 

AH 

14.2 

5     

13.9 

5H 

12.8 

6     

18.2 

6H 

11.9 

7     

13.2 

iy, 

13.6 

8     

12.7 

%]A 

11.8 

9     

12.9 

10     

13.2 

11     

11.7 

11U 

10.0 

12     

12.1 

13     

10.0 

14     

10.0 

15     

10.0 
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size  of  skein  used  on  the  various  types  of  wagons,  it  is  recommended  that  wagons  be 
not  designated  by  size  of  skein  but  according  to  the  gross  load  capacity,  and  that  a 
name  be  adopted  for  each  of  the  sizes.  It  is  further  recommended  that  the  groa 
carrying  capacity  of  the  wagon  be  shown  by  stencil  or  plate  on  the  back  of  the  rear 
axle.  The  following  widths  of  tire  are  recommended  for  each  size  of  wagon,  baaed 
on  road-roller  weights  and  on  results  of  traction  tests  conducted  by  the  U.  S.  O.  P.  R." 


Type  of  Wagon 


One-horse  wagon 

Light  2-horse  wagon 

Medium  2-horse  wagon . 
Standard  2-horse  wagon 
Heavy  2-horse  wagon . . . 


Width  of 
Tire 


Inches 
2 

2}, 
3 
3 
5 


New  York  State  Traffic  Regulations  as  adopted  by  the  Commissioner  of  Highways 
in  1914  are  as  follows: 

"Sbc.  1.  No  traction  engine,  road  engine,  hauling  engine,  trailer,  steam  roller, 
automobile  truck,  motor  or  other  power  vehicle  shall  be  operated  upon  or  over  State 
or  County  Highways  of  this  State,  the  face  of  the  wheels  of  which  are  fitted  with 
flanges,  ribs,  clamps,  cleats,  lugs  or  spikes.  This  regulation  applies  to  all  rings  or 
flanges  upon  guiding  or  steering  wheels  on  any  such  vehicle.  In  case  of  traction 
engines,  road  engines  or  hauling  engines  which  are  equipped  or  provided  with  flanges, 
ribs,  clamps,  cleats,  rings  or  lugs,  such  vehicles  shall  be  permitted  to  pass  over  such 
highways  provided  that  cleats  are  fastened  upon  all  the  wheels  of  such  vehicles,  not 
less  than  2J4  in  wide  and  not  more  than  1J^  in  high,  and  so  placed  that  not  less  than 
two  cleats  of  each  wheel  shall  touch  the  ground  at  all  times,  and  the  weight  shall  be 
the  same  on  all  parts  of  said  cleats.  The  foregoing  regulations  relating  to  flanges, 
ribs,  clamps,  cleats,  rings  or  lugs  shall  not  apply  to  traction  engines  used  solely  for 
agricultural  purposes,  but  the  following  requirements  shall  apply  to  such  traction 
engines:  The  guide  band  on  the  front  wheels  shall  not  be  less  than  2  in  in  width, 
but  no  flanges,  ribs,  clamps,  cleats,  rings  or  lugs  shall  be  required  upon  the  front 
wheels.  The  full  set  of  cleats  upon  the  rear  wheels  of  the  original  design  as  furnished 
with  the  engines  must  be  used,  and  no  rivet  heads  or  bolt  heads  shall  project,  and  the 
use  of  such  traction  engines  for  agricultural  purposes  shall  not  permit  the  use  for 
hauling  purposes,  excepting  the  hauling  of  threshing  and  other  agricultural  equipment 
necessary  for  threshing  and  agricultural  purposes.  This  provision  shall  in  no  case 
relieve  the  owner  of  any  traction  engines  from  liability  for  damage  to  roads  from 
defective  wheels.  The  use  also  of  ice  picks  or  mud  lugs  shall  be  strictly  prohibited 
on  State  and  County  Highways. 

"Sbc.  2.  No  traction  engine,  trailer,  steam  roller,  automobile  truck,  motor  or 
other  power  vehicle  shall  be  operated  upon  or  over  the  State  or  County  Highways 
of  this  State,  nor  shall  any  object  be  moved  over  or  upon  any  such  highways  upon 
wheels,  rollers  or  otherwise,  in  excess  of  a  total  weight  of  14  tons,  including  the  vehicle, 
object  or  contrivance  and  load,  without  first  obtaining  the  permission  of  the  State 
Commission  of  Highways  as  hereinafter  provided.  No  weight  in  excess  of  9  tons  shall 
be  carried  on  any  one  axle  of  any  such  vehicle. 

"Sbc.  3.  The  tire  of  each  wheel  of  a  traction  engine,  road  engine,  hauling  engine, 
trailer,  steam  roller,  automobile  truck,  motor  or  other  power  vehicle,  except  traction 
engines,  road  engines,  and  hauling  engines,  shall  be  smooth,  and  the  weight  of  such 
vehicle,  including  load,  shall  not  exceed  800  lb  upon  any  inch  in  width  of  the  tire, 
wheel,  roller  or  other  object,  and  any  weight  in  excess  of  800  lb  upon  an  inch  of  tire 
is  prohibited  unless  permission  is  obtained  from  the  State  Commission  of  Highways 
as  hereinafter  provided. 

"  Sbc.  4.  No  motor  or  other  power  vehicle  shall  be  operated  upon  any  State  or 
County  Highway  of  a  greater  width  than  90  in,  except  traction  engines  which  may 
have  a  width  of  110  in. 
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5.  No  trmction  engine,  road  engine,  hauling  engine,  trailer  steam  roller,  auto- 
aaotrfle  truck,  motor,  or  other  power  vehicle,  carrying  a  weight  in  excess  of  4  tons, 
faeradmg  the  vehicle,  shall  be  operated  upon  any  State  or  County  Highway  of  this 
State  at  a  speed  greater  than  15  miles  an  hr;  and  no  such  vehicle  carrying  a  weight  in 
excess  of  6  tons,  including  the  vehicle,  shall  be  operated  upon  any  such  highway  at 
a  speed  greater  than  6  miles  an  hr  when  such  vehicle  is  equipped  with  iron  or  steel 
tires,  nor  greater  than  12  miles  an  hr  when  the  vehicle  is  equipped  with  tires  of  hard 
rubber  or  other  similar  substance. 

"Sac.  6.  The  State  Commission  of  Highways  of  the  State  of  New  York,  upon 
proper  application  in  writing,  may  grant  permission  for  the  moving  of  heavy  vehicles, 
loads,  objects,  or  structures  in  excess  of  a  total  weight  of  14  tons  over  its  State  and 
County  Highways  upon  proper  application  in  writing  being  made  therefor,  and  under 
faeh  restrictions  as  said  Commission  may  prescribe. 

"Sac  7.  The  owner,  driver,  operator  or  mover  of  any  vehicle  over  any  State  or 
County  Highway  shall  be  responsible  for  all  damage  which  said  highway  may  sustain 
as  a  result  of  a  violation  of  any  of  the  provisions  of  the  foregoing  Rules  and  Regulations, 
and  the  amount  thereof  may  be  recovered  in  an  action  of  tort  by  the  State  Commission 
of  Highways  or  by  any  County  Superintendent  of  Highways  of  any  county  or  by  any 
Town  Superintendent  of  Highways  of  any  town  in  which  said  violation  occurs. 

"Sac.  8.     These  amended  regulations  to  take  effect  February  24,  1914. 

M Section  24  of  Chapter  25  of  the  Consolidated  Laws,  entitled  'The  Highway  Law,' 
provides  that  any  disobedience  of  any  of  the  foregoing  rules  and  regulations  shall  be 
punishable  by  a  fine  of  not  less  than  $10,  and  not  more  than  $100,  to  be  prosecuted  by 
the  Town,  County  or  District  Superintendent,  and  paid  to  the  County  Treasurer  to 
the  credit  of  the  fund  for  the  maintenance  of  such  highways  in  the  town  where  such 
fine  ai  collected." 

Michigan  Traffic  Regulations,  as  passed  by  the  1917  Legislature,  are  as  follows: 

"Sac  L  It  shall  be  unlawful  to  operate  any  vehicle  upon  the  public  highways  of 
this  State*  the  gross  weight  of  which  exceeds  15  tons. 

"Sac.  2.     It  shall  be  unlawful  to  operate  any  vehicle,  except  motor-driven  vehicles, 
■pea  the  highways  of  this  State,  the  gross  weight  on  any  wheel  of  which  exceeds  that 
given  in  the  schedule  under  section  8,  this  act. 
3. 


Width  of  Tire 

1 

1H 

2 

2H 

3 

3H 

4 

4H 

5 

Maximum 
wheel    load 
in  pounds.  . 

400 

600 

800 

1100 

1400 

1800 

2  200 

2  700 

8  200 

load  for  4 

wneeis ..... 

1600 

2  400 

3  200 

4  400 

5  600 

7  200 

8  800 

10  800 

12  800 

"Sac  4.     In  case  a  vehicle  is  equipped  with  a  braking  device  said  brakes  shall 
be  of  a  friction  type  and  not  of  a  type  that  will  cause  a  deadlock  of  the  wheels  when 


"Sac  5.  No  motor  trucks  or  trailers,  hereafter  operating  upon  the  public  highways 
ef  the  State,  shall  have  a  gauge  of  more  than  75  in  measured  from  center  of  tire  to 
center  of  tire,  and  shall  not  be  more  than  96  in  wide  over  all  nor  over  12  ft  6  in  in 


"Sac.  6.  No  motor  trucks  or  trailers,  hereafter  operating  upon  the  public  high- 
way! of  this  State,  shall  be  equipped  with  driving  wheels  the  tires  of  which  are  of 
rectal  that  may  come  in  contact  with  the  surface  of  the  road,  or  which  have  a  paitial 
contact  of  the  metal  with  the  surface  of  the  road,  except  where  chains  or  other  con- 
skidding  devices  are  used:  Provided,  that  motor  trucks  or  trailers  may  be  used  on 
aay  road  or  highway  which  are  not  part  of  the  State  reward  system:  Provided,  that 
ay  improved  highway  be  damaged  by  the  use  of  chains  or  other  non-skidding 
the  person,  company  or  corporation  owning  or  operating  such  vehicle,  sb*U 
be  liable  to  arrest  and  penalties  as  hereinafter  provided. 
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"Sbc.  7.  All  motor  truckB  or  trailers,  now  operating  or  hereafter  placed  in  operation, 
upon  the  public  highway!  of  this  State,  shall  have  placed  upon  them  information 
relative  to  their  height  of  wheel,  width  of  tire,  gauge,  width  overall,  weight  and 
carrying  capacity.    This  information  shall  be  conspicuously  placed  upon  the  vehicle. 

"Sbc.  8.  On  the  rear  axle  three-quarters  of  the  gross  weight  of  a  motor  truck  or 
trailer,  and  its  respective  carrying  capacity,  must  be  within  the  limits  of  the  Bchedulo 
of  the  respective  diameters  of  wheel,  size  of  tire,  and  speed  per  mile,  as  shown  in  the 
schedule  under  section  14,  this  act:  Provided,  that  trailers  having  two  wheels, 
at  least  three-quarters  of  the  gross  weight  of  the  trailer  and  its  respective  load  shall 
be  upon  the  axle  of  the  trailer. 

"Sbc.  9.  The  front  axle  shall  carry  the  remainder  of  the  weight  of  a  motor  truck 
or  trailer  and  load  combined,  and  must  be  within  the  limits  of  the  schedule  of  the 
respective  diameter  of  wheel,  size  of  tire  and  speed  per  mile,  as  shown  in  the  schedule 
for  single  tires,  under  section  14,  this  act. 

"Sbc.  10.    This  act  shall  apply  to  motor  trucks  or  trailers  used  as  buses  for  carrying 


'Sac.  11.  This  act  shall  not  apply  to  farm  implements  or  machinery  used  in  road 
construction. 

"Sbc.  12.  The  size  of  tire  and  height  of  wheel  shall  be  taken  as  that  size  printed 
upon  a  tire  by  the  manufacturer. 

"Sbc.  13.  When  a  truck  is  hauling  a  trailer,  the  speed  shall  be  governed  by  the 
t  ehide  having  the  lowest  mile  per  hour  rating. 

"Sbc.  14. 


Schedule  for  the  Regulation  of  Motor  Trucks  and  Trailers 

Upon  the  Highway 

Table  for  a  Wheel  of  32  in  Diameter 


Size  of  Tire  in 
Inches 


2 

I* 

5 
6 
7 


Single  Tirb 


Maximum 

Wheel  Load 

in  Pounds 


700 
900 
1200 
1600 
1900 
2200 
2700 
3200 


Miles  per 
Hour 


20 
20 
20 
20 
18 
16 
14 
12 


Double  Tnus 


Maximum 

Wheel  Load 

in  Pounds 


1400 
1800 
2400 
3200 
3800 
4400 
6400 
6400 


Miles  per 
Hour 


18 
18 
18 
16 
14 
13 
12 
10 


For  a  34-in  wheel,  multiply  the  above  maximum  wheel  load  figures  by  1.1. 

For  a  86-in  wheel,  multiply  the  above  maximum  wheel  load  figures  by  1.2. 

For  a  38-in  wheel,  multiply  the  above  maximum  wheel  load  figures  by  1.3. 

For  a  40-in  wheel,  multiply  the  above  maximum  wheel  load  figures  by  1.4. 

For  a  42-in  wheel,  multiply  the  above  maximum  wheel  load  figures  by  1.5. 

For  a  44-in  wheel,  multiply  the  above  maximum  wheel  load  figures  by  1.6. 

"Sec.  15.  Whenever  by  reason  of  the  thawing  of  frost,  or  rains,  the  roads  are  in 
soft  condition,  the  maximum  carrying  capacity  of  tires  on  all  vehicles  shall  be  limited 
to  one-half  the  carrying  capacity  of  tires  as  provided  in  this  act. 

"Sbc.  16.  Any  person,  firm  or  corporation  which  moves,  or  causes  to  be  moved 
any  vehicle  over  or  along  the  public  highways  contrary  to  the  provisions  of  this  act, 
shall  be  guilty  of  a  misdemeanor  and  upon  conviction  thereof  before  a  justice  of  the 
peace  or  other  court  having  competent  jurisdiction,  shall  be  subject,  for  each  offense, 
to  a  fine  of  not  less  than  $5  nor  more  than  $50,  or  imprisonment  in  the  county  jail 
-">t  to  exceed  30  days,  or  both  such  fine  and  imprisonment  at  the  discretion  of 
irt:    Provided,  that  the  provisions  of  this  act  shall  not  apply  to  the  moving 
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rf  an*  vehicle,  for  which  a  permit  has  been  granted  by  the  highway  officials  having 
JBMtetion.  Any  permit  ao  given  shall  state  all  conditions  thereto,  shall  be  in  writing, 
■d  shaD  have  effect  not  longer  than  30  days  from  the  date  when  issued. 

"Sac  17.  It  shall  be  the  duty  of  the  sheriff  of  each  county  to  cause  to  be  made  as 
s*  deputies  all  county,  district  and  township  highway  commissioners,  and  others 
•km  necessary,  and  these  deputies  shall  have  power  to  arrest  on  sight  or  upon  a 
wraat  any  person  having  violated  any  provisions  of  this  act.  Any  such  deputy  who 
*afl  vilfuOy  disregard  enforcing  the  provisions  of  this  act  shall  be  guilty  of  neglect 
■  duty. 

"See.  18.  This  act  shall  not  apply  to  public  highways  in  cities  or  villages,  except 
si  to  State  rewarded  roads." 
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THE  COMPREHENSIVE  PLAN 
1.    The  General  Plan  of  the  City  or  Town 

it  Fundamental  Features.  The  general  plan  of  a  city  or  town  con- 
jf  a  number  of  elements  each  of  which  is  essential  to  its  orderly  growth 
prosperity.  Some  writers  have  enumerated  four  or  five  such  elements, 
i  others  have  expanded  the  list  to  a  dozen  or  more.  The  convenience 
attractiveness  of  a  town  will  depend  upon  four  features  of  its  plan, 
elyr 

The  transportation  facilities  or  the  means  provided  for  getting  in  and 

363 
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out  and  for  quick  movement  of  passengers  and  freight  from  one  part  of 
the  town  to  another. 

2.  The  street  system  in  and  thru  which  the  daily  business  is  done  and  by 
which  the  people  gain  access  to  their  homes  and  pass  from  these  homes 
to  their  work,  recreation  and  amusement. 

3.  The  park  and  recreation  facilities  upon  which  the  comfort  and  health 
of  the  community  are  to  a  large  degree  dependent. 

4.  The  location  of  public  buildings  which  may  render  the  conduct  of 
public  business  convenient  or  difficult  and  may  give  a  favorable  or  unfavor- 
able impression  to  visitors. 

While  there  are  many  more  elements  which  go  to  make  up  the  complex 
organism  called  the  modern  city,  those  enumerated  are  the  ones  that  make 
the  greatest  impression  upon  visitors,  and  of  these  the  most  vitally  important 
is  probably  the  street  system.  Transportation  facilities  into  and  out  of 
the  city  can  be  improved  and  extended  but  a  large  part  of  the  transporta- 
tion will  always  be  in  the  streets  themselves  and  its  adequacy  and  efficiency 
will  be  largely  determined  by  the  location  and  dimensions  of  the  streets 
in  which  the  intra-urban  transit  lines  are  located.  A  park  system  can  .bo 
most  economically  and  satisfactorily  established  in  advance  of  other  im- 
provements and  the  lack  of  proper  parks  can  be  supplied  tho  the  cost  be 
great,  but  facility  of  access  to  the  parks  and  proper  connections  between 
the  different  park  units  will  depend  upon  an  adequate  and  intelligent  street 
system.  Public  buildings,  like  other  business  buildings,  can  be  changed  in 
location  as  necessity  and  convenience  may  require,  but  the  suitability  of 
their  sites,  whether  they  are  convenient  and  commanding  or  awkward  and 
unprepossessing,  will  depend  upon  the  streets  about  them  and  leading  to 
them.  A  street  system,  once  adopted  and  developed,  must  remain  indefinitely. 
While  some  streets  may  be  widened  and  an  occasional  new  street  may  be 
cut  thru  existing  improvements,  the  general  street  plan,  once  established 
and  constructed,  is  fastened  upon  the  town  as  long  as  the  town  itself  lasts. 
A  catastrophe,  such  as  the  great  fire  of  London  in  1666  or  the  San  Francisco 
fire  in  1906,  may  afford  an  opportunity  for  a  recasting  of  the  plan  for  a 
considerable  area,  but  the  desire  to  rebuild  and  make  a  new  start  is  usually 
so  keen  that  the  opportunity  is  not  availed  of. 

New  Cities  and  Towns.  It  occasionally  happens  that  a  town  is  laid  out 
in  a  comprehensive  manner  at  the  beginning,  on  a  site  which  is  topographi- 
cally adapted  to  the  development  of  a  stately  and  convenient  city,  as  was 
Washington  more  than  a  century  ago,  and  as  is  proposed  in  the  case  of  the 
new  Australian  capital.  Sometimes  an  industrial  city  is  planned  and  built 
upon  an  entirely  new  site  where  transportation  facilities  for  the  supply  of 
raw  material  and  the  shipment  of  manufactured  products  are  more  im- 
portant than  picturesque  topography.  A  national-capital  is  usually  planned 
on  a  scale  which  will  be  far  beyond  the  resources  of  the  ordinary  city,  and 
the  industrial  town  is  designed  for  a  particular  kind  of  manufacturing  and 
a  special  class  of  inhabitants. 

The  Evolution  of  a  Large  City.  Most  great  cities  pass  successively  thru 
the  stages  of  village,  town  and  small  cities,  and  their  highway  systems, 
starting  with  the  village  green  and  the  streets  surrounding  it,  are  gradually 
extended  to  meet  traffic  needs  as  they  develop.  Even  when  a  city  has 
attained  considerable  size  and  commercial  importance,  additional  areas 
are  from  time  to  time  added  to  it  and  the  streets  of  the  older  town  are 
commonly  extended  into  the  new  portions  and  connected  in  some  fashion 
those  which  may  have  been  established  by  private  developers.     Whila 
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the  need  of  a  more  convenient  system  of  main  thorofaree  to  furnish  quick 
and  easy  connections  between  different  parts  of  the  town  may  become 
apparent  and  some  of  them  may  have  been  created  at  large  cost,  the  new 
additions  axe  seldom  planned  with  the  view  of  avoiding  old  mistakes,  or 
providing  continuous  thorofares  which  will  connect  with  those  which  have 
already  been  established  in  the  old  town,  or  which  it  is  quite  obvious  will 
have  to  be  created  in  the  future,  or  which  will  furnish  adequate  connections 
with  nearby  towns,  or  which  will  take  account  of  the  probable  requirements 
of  the  future.  In  other  words,  the  street  system  is  too  frequently  designed 
to  meet  simply  the  actual  needs  of  to-day  and  takes  little  account  of  future 
expansion  and  increase  of  traffic. 

2.    The  Influence  of  Topography 

The  Topography  of  the  Site  should  be  the  first  thing  to  be  considered  in 
determining  the  general  features  of  the  comprehensive  plan.  Upon  it  will 
especially  depend  the  system  of  main  drainage,  provision  for  which  must 
be  kept  in  mind  from  the  beginning,  and  the  transportation  system  which, 
while  it  will  naturally  be  designed  to  carry  people  where  they  want  to  go, 
should  be  able  to  follow  the  lines  of  least  resistance,  excessive  grades  and 
sharp  curves  involving  not  only  heavy  operating  expenses  but  a  certain 
amount  of  danger.  A  street  plan  which  is  prepared  in  the  office  without 
sufficient  information  as  to  the  topography  of  the  ground  upon  which  it 
is  to  be  laid  out  may  look  very  well  on  paper,  but  is  likely  to  be  found 
entirely  unsuited  to  actual  conditions  and,  if  persisted  in,  may  impose  a 
heavy  initial  burden  for  the  construction  of  the  streets  and  a  perpetual 
handicap  upon  traffic  by  reason  of  unnecessarily  heavy  grades.  The  first 
step,  therefore,  is  to  secure  a  good  topographic  survey  of  the  territory  to 
be  platted.  It  need  not  cover  the  entire  area  in  great  detail;  such  surveys 
are  expensive  and  the  work  of  planning  the  street  system  should  not  be 
loaded  up  with  needless  cost  at  the  start. 

The  Topographic  Survey  required  for  the  initial  plan  should  show  exist- 
ing roads  with  the  location  of  the  buildings  fronting  on  them,  the  natural 
drainage  including  both  the  valleys  and  the  ridges  dividing  the  drainage 
areas,  the  existing  railroads  and  routes  suitable  for  additional  lines,  the 
water  front  if  there  is  one  and  the  localities  best  adapted  for  the  accommo- 
tkm  of  water-borne  commerce,  and  the  places  which,  from  their  picturesque 
features,  are  most  suitable  for  park  reservations.  Further  topographic 
details  are  not  required  for  the  first  study  of  the  street  plan ;  they  will  come 
later.  A  contour  map  or  a  model  will  be  of  great  help  in  laying  out  the 
first  skeleton  plan.  When  this  has  been  pretty  well  settled  and  the  time 
comes  to  fill  in  the  details,  further  surveys  will  be  necessary,  but  they  can 
be  taken  up  one  section  at  a  time  as  each  of  the  areas  lying  between  the 
arterial  streets  can  and  should  be  studied  separately.  In  these  again  proper 
drainage  should  be  the  first  consideration,  while  the  location  of  property 
lines  will  be  of  great  assistance  in  so  planning  the  minor  streets  as  to  avoid 
iUrr^f  caused  by  leaving  unusable  remnants  wherever  it  is  possible  to 
do  so  and  still  secure  a  rational  and  convenient  plan. 

Avoidance  of  Heavy  Grades  and  Grading.  The  initial  step  in  the  physical 
creation  of  a  street  system  is  the  grading  and,  as  this  comes  at  a  time  when 
the  value  of  the  abutting  property  is  small,  the  cost  should  be  kept  down 
to  the  lowest  figure  consistent  with  a  reasonable  plan.  The  preference  for 
rectangular  blocks  which  will  produce  the  greatest  possible  number  of 
lots  of  conventional  sise  is  quite  general,  and  excessive  grading 
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or  needlessly  steep  grades  are  frequently  the  price  paid  to  secure  them. 
This  policy  often  defeats  its  own  purpose,  as  the  grading  up  or  down  of  the 
abutting  lots  is  likely  to  involve  a  cost  greater  than  the  value  of  the  few 
lots  gained  by  a  rectangular  system  over  those  which  would  result  from 
one  conforming  more  closely  with  the  natural  surface,  while  the  latter  would 
be  far  more  attractive.  There  is  something  of  a  reaction  against  the  rigid 
rectangular  plan,  evidenced  by  the  introduction  of  curves  and  deflections 
even  where  there  is  no  obvious  reason  for  them.  A  long,  sweeping  curve 
may  be  a  pleasing  feature  of  a  street  plan  on  level  ground;  diagonal  streets 
to  afford  direct  access  from  one  part  of  the  tract  to  another  are  always 
desirable;  but  a  series  of  sharp  curves  and  frequent  abrupt  changes  of 
direction  are  as  inappropriate  for  a  level  Bite  as  are  straight  lines  regardless 
of  natural  contours  for  a  rugged  site. 

Location  of  Public  Buildings.  Even  in  the  first  study  of  the  general 
plan  the  location  of  public  buildings  should  be  given  consideration,  and 
such  location  should  depend  upon  the  arterial  street  system,  as  they  should 
be  easy  of  access  from  the  main  lines  of  travel  and  transit,  and  upon  the 
general  topography  as  they  should,  if  possible,  be  so  placed  that  they  can 


Fij.  1.    Illustrating  the  Proper  and  Improper  Location  of  an   Important  Building 
with  Respect  to  the  Grades  of  the  Streets  Approaching  It 

be  seen  to  advantage.  Grade  summits  are  the  most  appropriate  locations, 
enabling  them  to  be  seen  as  they  are  approached  from  any  direction.  The 
advantage  of  such  a  location  with  respect  to  grade  is  shown  by  the  two 
examples  given  in  Fig.  1. 

Precipitous  Hillsides  or  Deep  Ravines  may  exist  in  the  area  to  be  platted, 
and,  while  these  are  of  little  value  for  development  as  real  estate,  they  will 
make  admirable  parks.  Such  places  should  be  located  in  the  topographic 
survey,  and  the  main  traffic  highways  should  be  so  fixed  as  to  afford  easy 
access  to  them  when  they  become  public  pleasure  grounds. 

Adaptation  of  Plan  to  Topography.  The  general  plan  should  be  adapted 
to  the  topography.  Attempts  to  create  on  a  level  plain  a  city  having  the 
picturesque  features  of  a  hillside  town  will  result  in  failure,  while  to  lay 
out  on  a  rugged  site  a  plan  suited  to  a  level  or  gently  sloping  tract  will  not 
only  involve  needless  expense  but  will  sacrifice  opportunities  for  charming 
effects  and  produce  a  result  which  is  palpably  commonplace. 

3.    The  Arterial  Street  System 

The  Traffic  Thorofares,  while  their  position  cannot  be  predicted  with  cer- 
tainty, will  be  likely  to  follow  the  old  roads  which  have  served,  many 
of  them  for  generations,  to  connect  the  main  centers  of  population.    Such 
roads  usually  follow  lines  of  least  resistance.     The  development  both  of 
and  residential  property  is  most  likely  to  take  place  in  and  about 
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these  already  established  centers  and  to  extend  outwards  from  them. 
Traffit  will,  therefore,  increase  along  these  connecting  roads  which  will 
become  the  main  streets  of  the  greater  town.  The  old  highways  will 
probably  have  been  ordinary  country  roads,  some  two,  some  three,  and 
in  exceptional  cases,  four  rods  wide;  but  in  few,  if  any,  cases  of  sufficient 
capaaty  to  meejt  future  needs.  While  fairly  direct  there  will  be  irregulari- 
ties in  their  alignment  which  should  be  corrected.  This  can  usually  be 
accomplished  without  leaving  any  part  of  the  old  roads  outside  of  the 
boundaries  of  the  new  streets  which  always  results  in  difficult  problems  of 
tide  adjustment  in  order  to  extinguish  the  old  easements  and  give  the 
shutting  owners  proper  street  frontage. 

By  widening  alternately  on  one  side  and  the  other  an  80-ft  street  can  be 
so  laid  out  as  to  leave  a  50-ft  road  wholly  within  its  limits  and  at  the  same 
time  reduce  the  curvature  and  the  deflection  angles  to  a  degree  consistent 
with  the  future  importance  of  the  new  street  (see  Fig.  2).  There  will 
be  cases  where  this  is  impossi- 
ble and  the  old  road  must  be 
ignored  for  short  distances. 

Connecting  Streets.    Hav- 
ing fixed  the  lines  of  the  main 
streets  which  are  to  take  the 
pUce  of  the  old  highways,  it 
wOl  be  apparent   that  other 
connections  will  be   needed; 
abort  cuts  between  strategic 
points,    intermediate   streets 
to  relieve  congestion,  the  join-   Fig.  2.     Showing    How    Existing    Narrow    and 
iag  up  of  fragments  in  order       Crooked    Roads  can    be  Included  within    the 
to  establish  direct  routes  from       Lines  of  New  Streets 
any  one  part  of  the  town  to 

any  other  part,  and  connections  between  important  streets  in  the  older 
parts  of  the  town  and  the  main  system  now  being  planned. 

Parkways.  The  thorofares  thus  far  considered  are  those  which  are  to 
meet  the  business  needs  of  the  city.  Some  of  them  may  also  become  routes 
for  pleasure  travel,  but  it  is  desirable  to  separate  these  two  classes  of  traffic 
as  much  as  possible,  and  any  city  which  creates  a  park  system  should  also 
provide  a  system  of  boulevards  or  parkways  to  connect  them  with  each 
other  and  with  the  important  highways  leading  out  of  the  city.  Kansas 
City  has  created  an  admirable  system  of  such  parkways,  the  entire  city 
being  divided  into  eight  park  districts  each  of  which  has  paid  by  special 
taxes  or  assessments  the  cost  of  the  parks  and  parkways  within  its  limits 
(see  Fig.  3).  These  parkways  should  be  of  sufficient  width  to  permit  the 
introduction  of  some  parking  or  ornamental  features  so  that  the  road  from 
one  park  to  another  will  be  obvious  even  to  those  unfamiliar  with  the  general 
street  plan  of  the  city. 

Areas  Between  Main  Streets.  When  the  arterial  streets  shall  have 
been  laid  out  it  will  be  found  that  they  do  not  form  a  system  of  parallel 
highways  and  that  they  do  not  connect  with  each  other  at  right  angles. 
This  should  not  be  a  matter  of  concern.  A  rectangular  system  of  main 
thorofares  is  the  most  inconvenient  that  can  be  devised,  increasing  distances 
and  sacrificing  directness  with  no  compensating  advantages  except  the 
creation  of  right-angled  corners  for  buildings,  and  even  these  can  be  pro- 
to  a  certain  degree  by  the  treatment  of  important  junctions.    The 
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streets  thus  laid  out  will  divide  the  territory  to  be  platted  into  a  number 
of  more  or  leas  irregular  areas,  some  triangular,  some  approximately  rect- 
angular, and  others  with  five  or  more  sides  of  varying  length  (see  Fig.  4). 


Fig.  8.    System  of  Parks  and  Parkways  of  E 
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Consideration  of  their  treatment  may  be  deferred  until  the  main  street 
system  is  fully  determined.  The  lines  of  the  main  system  should 
not  bt  controlled  by  the  shape  and  sise  of  these  areas,  nor  does  it 
matter  if  they  are  so  located  that  each  must  be  treated  independently 
of  the  other.  Such  independent  treatment  will,  in  fact,  add  interest  to 
the  general  plan. 

Permanence  of  Traffic  Thorofares.    Having  decided  upon   the  main 
traffic  lines,  steps  should  be  taken  to  insure  their  permanence  in  order 
that  the  entire  plan  may  not  be  wrecked  by  the  erection  of  buildings  along 
the  lines  of  the  old 
loads  to  such  an  ex- 
tent that  the  cost  of 
widening   them  will 
become   prohibitive. 
Most    of    the   older 
buildings    will    have 
been  set  back  suffici- 
ently to  permit  such 
widening        without 
holding  damage,  but 
as  the  roads  gradual- 
ly assume  the  charac- 
ter of  city  streets  and 
the   abutting   prop- 
erty   is    subdivided 
into   lots,  the  tend-    j^  4      Typical  Plan  Showing  the   Development  of    an 
eacy  is  to  erect  build-       Arterial  Street  System   Making  Use  of   Existing  Roads 
iogs  as  near  the  line       with  Additional  Connections  and  the  Acquisition  of  Acre- 
si  possible.    The  im-       age  Property  for  Small  Parka,  Building  Sites,  etc. 
portent  thing,  there- 
fore, is  to  secure  title  to  the  full  width  of  the  streets  as  soon  as  possible 
and  while  values  are  small. 

The  Subject  of  Street  Widths  and  Alignment  will  be  treated  in  detail 
in  Arts.  14  and  15,  but  in  connection  with  the  arterial  street  system  it 
should  be  pointed  out  that  surface  transit  lines  will  probably  follow  these 
streets  and  traffic  congestion  may  develop  so  that  adequate  width  should 
be  provided.  At  the  same  time  it  is  generally  conceded  that  excessively 
vide  streets  seldom  become  important  business  thorofares.  Streets  80  ft 
wide  are  likely  to  develop  into  better  business  streets  than  those  100  ft  or 
more  in  width,  while,  with  the  possible  exception  of  great  retail  shops,  busi- 
is  quite  likely  to  go  to  streets  60  ft  and  sometimes  even  less  in  width. 


4.    Secondary  Traffic  Streets 

The  System  of  Arterial  Streets  outlined  in  the  preceding  Article  is 
designed  to  meet  the  general  traffic  requirements  of  the  city.  The  irregular 
areas  into  which  they  divide  the  territory  will  vary  in  size  as  well  as  in 
shape;  their  aides  may  in  some  cases  be  a  few  hundred  feet,  and  in  others 
t  mile  or  even  more  in  length.  In  each  of  them  there  will  be  need  of 
secondary  streets  for  business  and  traffic.  Some  of  these  may  in  time 
become  main  traffic  streets  themselves;  some  may  be  used  for  the  relief 
of  the  arterial  streets  when  they  become  congested ;  some  may  be  occupied 
by  surface  railway  tracks,  but,  if  the  railway  transit  system  is  developed 
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as  a  unit,  the  main  distributing  lines,  whether  on,  above,  or  beneath  the 
surface,  will  follow  the  arterial  streets,  provided  those  streets  shall  have 
been  intelligently,  planned,  while  the  surface  lines  which  may  be  located 
in  the  secondary  streets  will  serve  as  feeders  to  the  trunk  lines. 

Relation  Between  Arterial  and  Secondary  Traffic  Streets.  Each  of  the 
divisions  formed  by  the  arterial  street  system  will  be  more  or  less  self- 
contained,  having  its  own  secondary  centers  of  business,  while  connections 
with  other  secondary  centers  in  other  districts,  with  railways  and  shipping 
terminals  or  with  the  roads  leading  into  the  country  and  to  near-by  towns, 
will  be  provided  thru  the  primary  system.  These  secondary  traffic  streets 
should,  therefore,  be  direct  but  not  necessarily  straight.  Their  junction 
with  the  main  arterial  streets  should  be  convenient  for  traffic  but  should 
not  be  too  frequent,  and  a  widening  at  these  junctions  sufficient  to  permit 
a  view  of  approaching  vehicles  on  other  streets  is  always  desirable.  Inter- 
sections of  important  streets  are  usually  points  of  traffic  congestion  and 
they  should  not  occur  too  frequently.  The  highest  property  values  will 
be  along  the  main  arterial  streets;  too  frequent  street  crossings  or  inter- 
sections absorb  an  undue  amount  of  valuable  frontage  and,  while  corners 
are  of  greater  value  than  interior  lots  for  business  purposes,  a  series  of 
streets  60  ft  wide,  intersecting  the  most  important  thorofares  every  200  ft 
will  absorb  25%  of  the  entire  frontage  and  interpose  too  frequent  obstruc- 
tions to  traffic. 

Widths.  There  is  much  difference  of  opinion  as  to  the  proper  width 
for  secondary  traffic  streets.  The  Royal  Commission  of  London  Traffic 
suggested  the  following  widths:  main  avenues,  140  ft;  first-class  arterial 
streets,  100  ft;  second-class  Arterial  streets,  80  ft;  third-class  streets,  00 
ft;  fourth-class  streets,  40  to  60  ft.  These  widths  for  the  arterial  streets 
may  be  over-generous  and  are  possibly  due  to  the  unfortunate  experience 
of  London,  owing  to  its  very  narrow  streets  which  have  resulted  in  extreme 
congestion  of  traffic.  The  chief  function  of  the  secondary  street  is  to 
permit  ready  access  to  it  from  the  tributary  streets  and  thence  to  the  main 
street  system,  thru  which  in  turn  the  transit  system,  the  transportation 
terminals,  the  shops  and  business  centers,  the  parks  and  recreation  facilities, 
and  places  of  entertainment  may  be  reached  with  a  minimum  of  time  and 
inconvenience. 

Grades.  In  planning  this  secondary  street  system,  regard  should  also 
be  had  to  the  topography,  but  not  to  the  degree  necessary  in  the  case  of 
the  arterial  streets,  the  traffic  along  them  being  less  in  volume  and  lighter 
in  character.  Grades  may  be  somewhat .  steeper,  while  advantage  may 
always  be  taken  of  the  favorable  direction  of  the  grade  to  reach  the  main 
street  system  without  long  detours,  provided,  and  this  is  an  important 
consideration,  that  heavy  grades  in  opposite  directions  should  have  between 
them  a  low-grade  connection  with  the  main  system. 

Business  and  Industrial  Building  Sites.  When  the  main  and  secondary 
street  systems  are  still  undetermined,  manufacturing  and  business  enter- 
prises requiring  the  distribution  of  products  or  goods  thru  the  streets  are 
quite  likely  to  select  sites  where  property  is  cheapest,  even  tho  they  may 
suffer  a  perpetual  handicap  by  reason  of  narrow  streets  and  excessive 
grades,  while  if  there  is  a  well  devised  plan  of  traffic  streets  which  will 
afford  convenient  access  to  all  parts  of  the  city,  they  will  be  disposed  to 
take  advantage  of  it  in  the  choice  of  sites,  and  the  hopeless  mixture  of 
manufacturing  plants,  business  buildings,  and  dwellings  so  characteristic 
of  many  cities  will  be  avoided.     Arbitrary  attempts  to  segregate  industries, 
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warehouses,  shops  and  residences,  are  likely  to  be  strongly  resisted.  In- 
ducements offered  to  establish  them  in  certain  places  by  making  it  economi- 
cal to  do  so  are  more  likely  to  accomplish  the  desired  purpose. 

5.    Transit  in  the  Streets 

Development  of  Transit  Lines.  While  trunk  line  railways  and  occasion- 
ally intertirban  passenger  lines  will  gain  access  to  and  pass  thru  a  city 
oo  their  own  rights  of  way,  the  transit  system  upon  which  the  vast  majority 
of  the  people  depend  for  their  daily  trips,  whether  for  business  or  pleasure, 
will  be  in  the  city  streets,  and  reasonable  provision  should  be  made  for 
it  in  planning  the  street  system.  It  is  impossible  to  anticipate  just  how 
the  city  will  grow  or  what  transit  lines  will  be  required  first.  It  is  fair  to 
assume  that  the  transit  system  will  be  developed  as  a  unit  and  not  thru 
the  construction  of  competing  lines  occupying  adjoining  streets  when 
needed  facilities  can  be  furnished  by  fewer  lines  more  intensively  used  and 
under  one  management. 

Subways  and  Elevated  Railways.  In  great  cities  elevated  and  under- 
ground railways  may  be  required  on  certain  streets;  these,  however, 
«iU  be  few  and  will  be  confined  to  the  most  heavily  travelled  routes 
od  which  the  surface  lines  will  have  preceded  them.  A  street  which 
*ill  accommodate  a  double-track  surface  railway  and  leave  room  for 
vehicles  between  the  cars  and  the  curb  will  also  accommodate  a  two- 
track  underground  railway  with  station  platforms.  Such  roads  are  some- 
times built  with  three  or  four  tracks,  but  only  in  very  large  cities  and  where 
there  U  extraordinarily  heavy  traffic  along  a  few  lines.  Elevated  lines  offer 
such  serious  obstruction  to  light  and  air  and  are  so  noisy  and,  as  commonly 
constructed,  disfigure  the  streets  to  such  an  extent  that  they  will  not  often 
be  tolerated.  In  the  case  of  the  elevated  railroad  of  Philadelphia,  which  is 
built  with  a  solid  floor  and  is  stone  ballasted,  the  noise  has  been  greatly 
reduced.  If  built  of  masonry  or  if  the  steel  structure  is  incased  in  con- 
crete, the  disfigurement  of  the  street  is  much  less  and  the  noise  can  be 
*till  further  reduced.  Of  the  latter  class  is  the  elevated  railroad  thru  the 
Fenway?  in  Boston.  The  three-track  elevated  railway  in  Queens  Boulevard, 
New  York  City,  is  composed  of  a  series  of  arches  between  piers  which  are 

themselves*     pierced 

I  by  arched  openings 
,  g  designed  to  accom- 
3  modate  a  double  - 
3  track  surface  rail- 
3     road.     This  street  is 

I!-"** — ♦* T «'~ * ** — ***+&     200  ft  in  width,  the 

J* M0 *!       part    in    which    the 

*"*&   Cross  Section  of  Queens  Boulevard,  New  York  City    elevated    railway    is 

located  having  two 
roadways,  each  43  ft  wide.  The  space  between  them  is  74  ft  wide  so  that 
ftare  is  room  for  planting  on  each  side  of  the  elevated  structure  which  is 
itself  77  ft  from  the  side  lines  of  the  street,  so  that  there  is  no  obstruction 
to  light  and  air.  With  a  solid  floor,  stone  ballast,  and  parapet  walls  outside 
toe  tracks  there  will  be  little  noise.  See  Fig.  5.  This  is  probably  the  best 
type  of  elevated  railway  yet  built  within  street  lines.  While  streets  can 
Tardy  have  such  unusual  dimensions,  if  a  few  avenues  leading  directly  out 
from  the  main  centers  of  large  cities  were  given  a  width  of  160  ft,  it  w"1*1'* 
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be  possible  to  provide  elevated  lines  of  this  kind  which  would  be  far  more 
agreeable  to  ride  on  and  would  cost  much  less  to  build  than  underground 
roads. 

Cost  of  Construction  of  Transit  Lines.  The  difficulty  and  cost  of  con- 
structing rapid  transit  lines  in  city  streets  are  so  great  and  both  are  sc 
intensified  in  narrow  streets  that  the  provision  of  adequate  street  width  for 
transit  purposes  is  fully  justified.  In  a  paper  presented  to  the  National 
Conference  on  City  Planning  at  Toronto  in  1914,  J.  V.  Davies  estimated 
as  follows  the  cost  of  constructing  double-track  roads  of  different  types 
and  under  varying  conditions,  the  estimates  including  track  and  structural 
equipment  but  not  including  power ,'rights-of-way,  easements  or  franchise 
charges,  while  the  figures  are  reduced  to  cost  per  mile  of  single  track: 


Type  of  Structure 


Cost  per  Mile  of 
Single- 


Overhead  trolley  railroad  on  public  roads  or  private  rights-of-way, 
where  no  pavement  is  required 

Overhead  trolley  railroad  in  city  streets  including  asphalt  or 
granite  pavement  between  tracks  and  2  ft  outside 

Underground  trolley  railroad  in  congested  city  streets,  including 
pavements,  conduits  and  care  of  subsurface  structures  under 
conditions  such  as  those  in  Washington,  D.  C. .    

Same  construction  as  above  under  conditions  existing  in  New 
York  City 

Elevated  railroad,  steel  structure,  such  as  built  by  the  Public 
Service  Commission  in  New  York  City,  including  stations.  . . . 

Railroad  in  open  cut,  excavation  by  steam  shovel,  concrete  walla, 
including  bridges  and  stations 

Railroad  on  masonry  viaduct,  stone  ballasted,  as  on  Queens  Boule- 
vard, New  York  City,  including  stations 

Underground  railroad  near  surface,  excavation  by  steam  shovel, 
little  or  no  interference  with  subsurface  structures,  including 
stations 

Underground  railroad  in  streets  like  Broadway,  New  York,  ex- 
treme interference  with  subsurface  structures,  support  of 
surface  tracks  with  underground  trolley  construction,  includ- 
ing stations 

Iron  tube  tunnels,  concrete  lined,  under  waterways  or  below  water 
level,  no  stations 


$26  000 
41500 

48  600 

126  600 
118  000 
225  000 
880  000 

402  000 

1190  000 
2  700  000 


Construction  of  Railways  in  Open  Cuts.    Where  underground  railroad* 
will  be  required  ultimately,  but  where  they  are  built  in  advance  of  extensive 

development   and    before 

|« ^ lw>i — tt: : *\     surface  traffic  is  great,  and 

where    streets    are    suffi- 
ciently wide,  they  can  be 
built  in  open  cuts  which 
need  not  be  covered  until 
the  space  above  them  is 
required  for  street   pur- 
Fig.  6.    Showing  Open  Cut  for  Rapid  Transit  Railroad    *****:     *?*??*  wlJ2^  tbe 
with  Retaining  Walla  in  Street  100  ft  Wide,  Con-    wreet  widtn  is  sufficient, 
structed  with  a  View  to  Converting;  it  into  a  Tunnel    the   sides  can   be   sloped 
when  Necessary  and  retaining  walls  omit- 

ted until  the  tracks  axe 
covered  or  the  space  occupied  by  the  slopes  can  be  used  for  additional 
tracks  as  indicated  by  Figs.  6  and  7. 
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Suface  Railways.  By  far  the  greatest  mileage  of  railway  lines  in  any 
dry  will  be  the  surface  tracks  in  the  streets  operated  by  the  overhead 
trolley  system.  The  inflexibility  of  the  surface  railway  in  comparison 
with  motor-busts  or  other  free-wheel  vehicles  necessitates  a  greater  road- 
way width  for  their  accommodation.     Unless  there  is  room  for  other  vehicles 

to  pass  between  the    f  | 

ears  and   the  curb,    r— — MO — -*j 

ooogsstionwulresult.    ['^'i'  *-\  fr—?  »j»  »'■{ 

A  New  York   City 

ordinance    prohibits. 

the  construction  of  a    I  ti^^Btiifciiili  iT  i  .ii  | 

double-track  surface    j^  7     Showing  a  Double  Track  Rapid  Transit  Railroad 
railway  m  any  street       ^^  Side  slope8  ^  a  Street  150  ft  wide,  with  a  View  to 
haying    a    roadway       Converting  it  into  a  Four  Track    Underground   Road 
has  than  40  ft   be-       when  Necessary 
tween  curb  lines  or  a 

single-track  railway  where  the  distance  between  curbs  is  less  than  30  ft. 
Sdewalk  widths  on  business  streets  should  not  be  curtailed  in  order  to  pro- 
vide space  for  surface  railroads.  Double-track  roads  are  preferable  to  single- 
track  lines  with  movement  in  a  single  direction  and  the  secondary  traffic 
■beets  which  will  or  may  be  called  upon  to  accommodate  trolley  railroads 
should  be  given  a  width  of  not  less  than  70  ft.     See  Arts.  17  and  18. 

6.    Access  to  Terminals 

Railway  and  Shipping  Terminals  are  frequently  treated  as  tho  they  were, 
at  the  name  commonly  applied  to  them  might  be  deemed  to  indicate,  the  ul- 
timate destinatiou  of  the  passengers  and  freight  arriving  at  them,  or  the 
origin  of  those  departing  from  them.  This,  however,  is  not  the  case;  they 
are  simply  the  points  at  which  the  method  of  transportation  changes. 
Passengers  arriving  or  departing  by  thru  trains  cannot  leave  or  enter  them 
at  their  own  doors.  Freight,  except  in  carload  lots  received  by  or  shipped 
from  manufacturing  plants  served  by  spur  tracks,  cannot  be  delivered  to 
its  destination  or  shipped  directly  from  its  place  of  production.  Both 
must  approach  or  leave  the  so-called  terminals  thru  the  city  streets  by 
means  of  street  railways,  private  vehicles  or  trucks.  The  traffic  streets 
described  in  the  preceding  Article  must,  therefore,  afford  convenient  access 
to  passenger  and  freight  stations  and  wharves.  Confusion  and  delays  are 
caused  when  narrow  and  crooked  streets  furnish  the  only  approaches  to 
these  terminals. 

Foreign  and  American  Practice.  At  the  Liverpool  Street  station  of  the 
Great  Eastern  Railway  in  London,  about  100  000  passengers  arrive  and 
the  same  number  depart  daily,  of  which  about  71  000  arrive  between  6  and 
10  AM.  and  an  equal  number  leave  between  5  and  "9  P.M.  In  addition, 
there  are  those  using  the  Metropolitan  Underground  whose  station  adjoins 
sad  the  Central  London  whose  station  is  underneath  that  of  the  Great 
Eastern,  and  yet  all  of  these  passengers  approach  and  leave  thru  a  mase 
of  tortuous  streets  varying  from  a  maximum  of  less  than  70  ft  in  width, 
including  sidewalks,  to  mere  passageways  less  than  20  ft  wide.  In  marked 
contrast  with  this  is  the  central  station  at  Frankfort-on-the-Main  front- 
ing on  a  spacious  plaza  from  which  broad  streets  lead  to  all  parts  of  the 
oty,  eee  Fig.  8.    The  Grand  Central  Station  of  New  York  is  located  ™ 
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the  axis  of  a  north  and  south  street  140  ft  wide  with  a  street  100  ft  wide 
passing  in  front  of  it,  see  Fig.  9. 

Street  Transportation  Costs.     Streets  leading  to  steamship  terminals  are 
usually  congested  and  the  time  lost  in  waiting  for  the  discharge  and  receipt 

of  freight  is  a  large  item  in  the  cost   of 

ii  "||  /       / 1 handling  it.      Constant    movement    and 

1 1  II  ^^^  ^^T  ( *""       the  avoidance  of  delays   mean  reduced 

A  L^— — '  z^^i  f~l  I  cost  of  handling  goods  and  less  cost  to 

"~""1  the  ultimate  consumer.     The  expense  of 

moving  freight  a  few  city  blocks  from 
terminal  to  warehouse  or  store  is  fre- 
quently much  greater  than  is  the  cost  of 
carrying  it  100  miles  or  more  by  rail 
•  ^\      f  i      fW     or    water,    and    this   is    commonly  due 

•"]  [  l|  i||||||||||i||||i|/         ^\      to    inadequate   and   inconvenient  street 

I  II  lllllllllllllllll  L  approaches. 


in 

Fig.  8.    Plan  Showing  Location  of  the 
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7.    The  Environs  of  the  City 

Development  of  Environs.    A  plan  for 

the  future  development  of  a  city  or  new 

Principal  Railway  Station  at  Prank-    portion  of  a  city  will  have   fallen   short 
fort-on-the-Main,  Germany  of  completion  if  it  does  not  take  into  ac- 

count the  environs  of  the  city.  Local 
autonomy  is  so  jealously  guarded  that  it  is  seldom  possible  to  do  this 
officially  or  as  effectively  as  if  a  metropolitan  planning  district  were  created 
and  some  board  or  commission  were  given  power  to  make  and  impose  upon 
the  smaller  municipal  authorities  within  its  limits 
a  plan  which  would  treat  the  entire  district  as  a 
unit.  This  policy  is  not  infrequently  followed  in 
the  development  of  comprehensive  plans  for  sys- 
tems of  water  supply,  sewerage  or  parks,  but  rarely, 
if  ever,  in  the  case  of  a  system  of  highways.  Even 
in  contiguous  territory,  the  annexation  of  which  to 
the  city  may  confidently  be  expected  in  the  near 
future,  the  local  authorities  and  even  private  real 
estate  developers  are  allowed,  until  the  very  day  of 
absorption  into  the  larger  city  or  town,  to  proceed 
with  the  laying  out  of  streets  in  an  entirely  inde- 
pendent manner  as  tho  they  were  to  continue  as 
separate  and  independent  towns  having  no  relation 
to  each  other  except  that  of  propinquity.  Even 
the  cities  of  Germany,  which  have  powers  to  regu- 
late their  growth  and  development  that  are  unknown 
in  America,  can  exercise  control  over  the  planning 
of  the  territory  outside  their  limits  only  thru  the 
actual  ownership  of  large  tracts  of  land  or  in  some  *  * 

cases  thru  an  appeal  to  the  authority  of  the  State.       focarion  oTGiind  C^* 
The  British  Town  Planning  Act  of  1909  is  largely       tral  station,  New  York 
based  upon  the  idea  that  in  a  thickly  populated       city 
country  the  plan  of  every  town  should  be  con- 
sidered in  its  relation  to  the  country  about  it  and  to  the  street  systems  of 
"ous  and  neighboring  towns,  all  plans  being  subject  to  the  approval 
<*al  authority  whose  jurisdiction  extends  over  the  whole  of  Great 
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Britain.  The  highway  system  of  every  town,  whether  large  or  small, 
should  be  articulated  with  the  highways  not  only  of  neighboring  towns  but 
with  those  of  the  next  larger  political  unit,  the  county,  and  these  in  turn 
with  those  of  adjoining  counties,  the  main  roads  of  which  should  form  a 
complete  system  of  state  highways,  while  the  most  important  state  roads 
should  connect  with  those  of  other  states  to  form  a  great  national  By  stem. 
The  Chief  Highway  Joining  Two  Towns  should  form  a  direct  connection 
between  the  most  important  traffic  thorofares  of  each.  Frequently  this 
is  not  the  case,  but  the  main  and  sometimes  the  only  adequate  road  con- 
certing them  leads  at  either  end  into  narrow,  tortuous  and  shabby  streets 
which  must  be  traversed  in  order  to  reach  the  business  or  administrative 
center.  The  impression  gained  of  either  will  be  unfortunate  while  the 
pleasure,  comfort  and  convenience  of  going  from  one  to  the  other  will  be 
greatly  increased  if  the  approach,  in  either  case,  is  thru  a  dignified,  well- 
improved  street  constantly  increasing  in  importance  and  interest  until 
the  climax  is  reached  at  a  well-designed  and  convenient  focal  point  whether 
s  civic  center,  the  business  district,  railway  terminal  or  waterfront. 

Widths  of  Trunk  Highways.  Streets  are  frequently  given  a  generous 
width  up  to  the  corporate  limits  of  a  city  where  they  connect  with  important 
and  heavily  travelled  roads,  but  their  width  is  abruptly  reduced  at  the 
boundary,  notwithstanding  the  fact  that  the  city  is  almost  certain  to  extend 
its  limits,  when  these  roads  will  become  city  streets  and  their  widening  will 
be  necessary.  Roads  of  this  kind  should  be  gradually  increased  in  width 
as  they  approach  a  city  and  the  cost  of  doing  so  will  be  slight  if  it  be  done 
in  time  and  in  the  manner  described  in  Art.  3.  The  purpose  of  a  road  lead- 
ing from  the  city  into  the  surrounding  country  is  not  solely  that  of  reach- 
ing some  objective  point  in  the  shortest  possible  time  and  by  the  most 
direct  route.  Many  of  the  French  roads  were  laid  out  "  from  steeple 
to  steeple  "  or  from  one  town  to  another  in  perfectly  straight  lines,  over 
ridges  and  across  valleys  with  little  regard  for  easy  grades.  Such  roads 
are  becoming  more  and  more  used  for  pleasure  traffic.  With  the  greater 
apeed  of  motor  vehicles,  a  slightly  greater  distance  is  of  little  or  no  im- 
portance, particularly  when  by  lengthening  the  roads  somewhat  the  grades 
will  be  improved  and  they  can  be  made  in  every  way  more  attractive. 

Outlying  Parks.  Cities  commonly  confine  their  park  areas  within  their 
corporate  limits  but  in  selecting  such  reservations  the  environs  of  the 
city  should  be  considered.  Some  of  the  most  valuable  and  useful  pleasure 
grounds  could  be  profitably  acquired  long  before  the  city  limits  are  ex- 
panded to  include  them,  and  even  tho  they  remain  permanently  outside 
of  the  corporation,  if  they  are  made  accessible  by  transit  lines,  the  people 
will  use  them.    This  subject  is  more  fully  treated  in  Art.  11. 

SUBDIVISION  OF  AREAS 

8.    Principal  Residential  Streets 

Two  Classes  of  Residential  Streets.  The  areas  included  between  the 
main  arterial  and  the  secondary  traffic  streets  will  be  devoted  chiefly  to 
residential  purposes,  and  the  principal  function  of  the  streets  within  them 
will  be  to  provide  light,  air  and  access  to  the  dwellings  fronting  on  them. 
Business  traffic  will  be  slight  and  will  be  chiefly  confined  to  the  supply  of 
the  needs  of  domestic  establishments.  Such  streets  will  consist  of  two 
general  clauses  which  may  be  called  the  principal  and  the  minor  residential 
streets.     On  the  broader  streets  will  be  found  apartment  houses  and  ♦*"» 
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large  private  dwellings,  whether  detached  and  occupying  spacious  grounds 
or  in  solid  blocks  with  pretentious  facades.  Apartments  and  single  houses 
of  this  class  will  naturally  select  the  wider  streets  and,  while  the  engineer 
cannot  determine  the  kind  of  development  which  will  take  place  on  each 
street,  he  can  anticipate  the  wants  of  different  classes  of  people,  and  their 
tastes  and  their  resources  will  control  their  final  selection. 

The  Residential  Streets  of  the  First  Class  will  attract  a  certain  amount 
of  pleasure  traffic.  The  abutting  owners  will  be  able  to  pay  for  a  greater 
area  of  pavement,  wider  sidewalks,  grass-plots,  shrubbery  and  trees,  to- 
gether with  the  higher  cost  of  the  building  lots,  owing  to  the  larger  pro- 
portion of  street  area  to  lot  area.  Such  streets  should,  therefore,  be  given 
a  generous  width.  Sixty  feet  is  not  enough  for  successful  planting  and 
maintenance  of  trees  unless  there  is  a  set-back  restriction;  80  ft  and  in 
some  cases  100  ft  will  be  required.  Such  streets  may  be  laid  out  with 
gentle  curves  or  may  have  slight  deflections,  but  if  their  character  is  to  be 
maintained  they  should  not  have  abrupt  changes  in  direction  and  should 
be  long  enough  to  acquire  and  sustain  a  distinctive  character.  They 
should  not  connect  so  easily  or  directly  with  the  arterial  and  business 
streets  as  to  invite  the  traffic  which  the  latter  are  especially  designed  to 
accommodate.  Their  chief  purpose  is  to  serve  houses  of  the  better  class, 
the  occupants  of  which  are  not  entirely  dependent  upon  the  city's  transit 
system.  While  they  may  contain  the  show  places  of  the  city,  those  who 
wish  to  use  them  will  drive  or  walk  during  their  leisure  hours,  and  when 
they  are  not  hurrying  to  catch  a  trolley  car  or  a  train. 

Boulevards  or  Parkways  leading  to  the  parks  or  connecting  the  different 
park  units  with  each  other  frequently  become  favorite  residential  streets, 
but  these  are  in  a  class  by  themselves  and  are  not  considered  in  this  Article. 
The  streets  bordering  parks,  however,  are  likely  to  become  residential 
streets  of  the  first  class,  the  property  values  being  too  high  to  be  within 
reach  of  any  but  the  well-to-do  or  the  wealthy.  The  east  side  of  Central 
Park  in  New  York  City  is  devoted  almost  wholly  to  costly  private  residences 
and  the  other  three  sides  to  large  apartment  houses,  while  the  sides  of  the 
streets  adjoining  the  park  are  much  frequented  promenades. 

Alignment.  Long  and  perfectly  straight  residential  streets  become 
monotonous  and  uninteresting,  while  it  is  quite  improbable  that  they  can 
maintain  a  fixed  character  for  their  entire  length.  There  is  no  possible 
reason  for  extending  them  in  straight  lines  across  business  and  main  traffic 
streets.  It  is  better  to  introduce  deflections  or  even  offsets  at  such  thoro- 
fares  and  to  change  their  names.  This  last  may  be  considered  a  trivial 
detail  but  it  is  by  no  means  unimportant.  Every  street  in  a  city  should 
have  an  individuality  of  its  own.  If  one  part  of  the  same  street  is  con- 
spicuous for  its  fine  detached  homes,  another  for  its  apartments,  and  still 
another  is  devoted  to  shops,  each  part  is  likely  to  be  unfavorably  affected 
by  being  confused  with  one  or  both  of  the  others.  In  German  cities  there 
is  a  tendency  towards  a  studied  irregularity  with  the  express  purpose  of 
providing  closed  vistas  and  interesting  street  pictures.  This  is  especially 
conspicuous  in  the  city  of  Essen  where  a  deliberate  effort  is  made  to  limit 
the  range  of  vision  in  streets  to  from  650  to  1000  ft  (see  Fig.  10). 

9.    Minor  Residential  Streets 

Requirements  for  Minor  Streets.    By  far  the  greatest  number  of  in- 

hahitantA  of  cities  and  towns  live  in  what  may  be  called  minor  residential 

\r  homes  may  be  attractive  but  unpretentious  houses,  de- 
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tacbed  or  in  blocks;  they  may  be  in  two-  or  three-family  houses,  or  they 
may  be  in  the  less  expensive  apartment  houses.  While  some  of  the  latter 
BR  Hkely  to  be  over  shops  on  some  of  the  business  and  traffic  thorofares. 
most  of  them  will  be  on  the  side  streets.  The  traffic  on  such  streets  will  be 
•tight  and  the  roadway  capacity  need  not  be  peat,  but  the  street  width 
should  he  sufficient  to  provide  ample  light  and  air  and  wholesome  surround- 
ing!. If  there  is  no  reason  for  making  the  principal  residential  streets 
long  and  straight,  there  is  still  less  in  the  case  of  the  minor  streets.     The 


Fig.  10.    Street  Plan  of  Essen,  Germany 

home  owners  and  tenants  in  them  will  appreciate  the  individuality  of  their 
streets  fully  as  much  as  will  those  living  in  the  more  important  avenue* 
and  boulevards. 

The  Cost  of  the  Lota  is  of  great  importance  and  will  depend  in  great 
measure  upon  the  amount  of  land  which  is  devoted  to  public  use.  The 
streets  should  be  no  wider  than  is  needed  for  good  sanitation,  and  the 
longer  the  blocks,  the  less  area  must  be  taken  eut  for  cross  streets.  Sixty 
feet  may  be  considered  a  maximum  width  (or  such  streets,  but  the  mini- 
mum will  depend  upon  whether  there  are  restrictions  as  to  building  heights 
sod  the  proportion  of  the  lots  which  may  be  built  upon.  The  absence  of 
such  restrictions  compels  the  creation  of  wider  streets  to  guard  against 
the  blighting  effects  of  high  tenements  covering  nearly  all  of  the  lot  ■ 
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and  thereby  imposes  upon  bath  home  owner  and  tenant  who  want  to  live 
decently  an  unnecessary  and  unfair  burden  in  the  cost  of  the  street  and 
its  improvement.  With  such  restrictions  the  street  widths  could  safely 
be  reduced  to  40  and  even  to  30  ft  for  very  short  streets,  in  the  latter  case 
only  half  as  much  land  being  required  as  in  the  cose  of  60-ft  streets  which 
are  designed  to  provide  for  the  possible  erection  of  high  buildings. 

It  occasionally  happens  that  irregularly 
shaped  blocks  will  be  left  which  are  too 
large  for  economic  subdivision  into  build- 
ing lots,  while  they  are  too  small  to  be 
divided  into  two  or  more  separate  blocks 
without  imposing  too  great  an   expense 
for  streets.      The  interior  portions  ol  such 
blocks  have  frequently  been  made  avail- 
able for  profitable  use  by  the  creation  of 
one  or  more  narrow  cui^db-bacb.     While 
such  streets  are  often  picturesque,  par- 
ticularly when  provided  with  an  enlarge- 
ment for  a  turning  space  at   the  inner 
end,   they  are   always    objectionable    on 
Fig.  11                             sanitary  grounds,  and  involve  serious  fire 
risks.     In  general  no  street  should  have 
but  a  single  outlet.      In  such  cases  very  satisfactory  results  can  be  secured 
by  '  the  creation  of  a  small  open  space  or  court  in  the  interior  of  the  block 
provided    it  ia  given  not  leas  than  two  outlets.     Such  an  arrangement  is 
shown  in  Fig.  1 1,  where  an  open  space  in  the  interior  of  an  irregular  block 
is   provided   with   three   outlets  by  means  of  streets  20  ft  wide.      This 
affords  frontage  for  more  lots  than  would  be  the  case  if  the  block  were 
undivided  and  will  more  than  compensate  for  the  loss  of  three  20-ft  lota  on 
the  bounding  streets  which 
are    appropriated    for    the   |  | |   I I  I 

The  Host  Depressing 
and  Irrational  ti 
streets  of  the  kind  under 
consideration  is  the  adop- 
tion of  a  stock  plan  with 
uniform    block   dimensions 

and  even,  as  is  frequently 
done,  extending  over  several 
of  the  adjoining  sections 
into  which  the  business  and 
traffic  streetsdividethecity. 
Washington  offers  an  illus- 
tration of  a  rectangular 
plan  upon  which  has  been  superimposed  a  great  system  of  broad  diagonals 
connecting  every  part  of  the  city.  This  may  be  a  suitable  plan  for  s  great 
national  capital,  where  the  greater  part  of  the  cost  is  paid  out  of  the  Fed- 
eral treasury,  but  is  too  extravagant  for  the  ordinary  city.  The  open 
spaces  formed  by  the  intersections  of  the  avenues  are  treated  as  parks  and 
are  very  beautiful,  but  even  Washington  has  its  slums. 


a  wbich  the  speculative  builder  c 


t  erect  uniform  r 
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o  give  character  and 


if  exactly  similar  box-like  dwellings  makes  it  possible  ti 
pen  a  certain  distinction  lo  the  most  modest  street. 

Alternate  Plana  lor  a  Triangular  Area.  Figs.  12  and  13  show  alternative 
hwaUuenla  of  a  triangular  area,  bounded  by  two  streets  100  It  wide  and  a 
■inl  80  ft  wide.  Fig.  12  shows  the  conventional  treatment  so  commonly 
Mowed  and  which  is  the 


actual  arranEement  in  this 

"s? 

bV  plan   of    an    American 

city,  with  60  ft  streets  in 

V 

one  direction,    crossed  by 

80  ft  streets  at  right  angles, 

sad   having    roadways   30 

and  44  ft  wide  respective- 

ly.    In  Fig.  13  the  streets 

roadways  of  16  and  20  ft, 

while  a  little    more    than 

half  an  acre  is  devoted  to 
a       small        neighborhood 
park.     The  area  between 

*»  "^m 

o  cost  S3000  an  acre. 

The  building 

plots  in  one  esse  are  40  ft  wide  and 

100  ft  deep,  and  in  the  other  50  ft 

wide  and  60  ft  deep.     The  estimated  cost  of  development  and  the  cost  of 

each  plot  are  as  follows: 

Origin.l 

Alternative 

Fig.  12 

Fir.  13 

IT4TB0 
2  919 
31  DM 

8  343 
4  9M 

174  790 

f  122  080 

•  Ml  soft 

3  033  soft 

Co*  pw  plot  wllfe  broken  sum 

roadway. 

633.76 

488.33 

The  saving  to  the  purchaser  of  111?  a  plot  in  cose  the  streets  are  paved 
with  sheet-asphalt  and  of  S9o  a  plot  in  case  they  are  paved  with  macadam 
■rill  mean  a  great  deal  to  him.  The  small  park  will  also  mean  much  to 
hia  family  and  the  entire  character  of  the  neighborhood  will  be  improved  by 
reason  of  the  fact  that  it  will  acquire  a  certain  individuality  which  would 
be  impossible  if  the  improvement  had  been  carried  out  in  a  conventional 


10. 


Block  and  Lot  Dimensions 
It  would  naturally  be  supposed  that  the  position 
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large  degree  the  shape  and  dimensions  of  the  building  plots.  But  there  has 
been  a  dispo«tion,  especially  in  American  cities,  to  reverse  this  sequence, 
to  adopt  a  standard  sue  and  shape  of  lot  which  bas  been  persistently  ad- 
hered to  and  this  has  resulted  in  a  standardized  size  and  shape  of  block. 
These  Mocks,  laid  out  in  series  and  separated  by  streets  of  uniform  width, 
have  been  a  controlling  consideration  in  the  location  of  important  streets. 
While  the  lot  units  vary  in  different  cities  they  are  usually  the  same  in 
any  one  city.  In  New  York  and  many  other  cities  the  lots  are  25  ft  wide 
by  100  ft  in  depth,  the  same  sue  and  shape  being  used  in  tho  best  Bind 
poorest  residential  districts,  in  the  parts  of  the  city  devoted  to  business 
and  manufacturing  and  even  in  the  warehouse  districts  along  the  water- 
front. These  lots  are  combined  in  blocks  which  are  200  ft  wide  and  from 
600  to  800  ft  long.  There  may  have  been  a  logical  reason  for  the  adoption 
of  such  a  unit  when  the  city  was  first  laid  out.  but  it  has  become  a  habit 
which  has  persisted  under  changed  and  constantly  changing  conditions. 
If  a  manufacturing  enterprise  requires  a  large  plant  which  cannot  be  ac- 
commodated in  a  block  200  ft  wide  it  is  usually  necessary  1o  place  it  in 
a  locality  where  the  streets  have  not  yet  been  opened  to  public  use,  as, 
once  they  have  been  so  opened,  it  is  difficult  to  close  them,  and  there  are 
instances  where  such 
plants  have  been  obliged 
to  move  entirely  outside 
of  the  city  in  which  they 
were  located  in  order  to 

sary  expansion  and  in- 
crease in  facilities. 

In  Residential  Dis- 
tricts also,  whether  de- 
voted to  costly  detached 
residences,  to  compactly 
built  tenements  or  to 
small  one  or  two-family 
houses,  the  same  inflexi- 
ble rule  iafullowed.  The 
same  number  of  square 
feet  must  be  acquired 
for  each  foot  of  frontage. 
regardless  of  whether  it 

required  for  the  use  to 
which  the  land  is  to  be 
put.     That  this  lot  unit 
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indicated  by  the  fact  that,  altho  it  still  persists  as  a  sales  unit,  it  is  quite 
generally  disregarded  in  building  operations,  especially  in  sections  where 
buildings  are  erected  in  solid  blocks.  Houses  with  frontages  of  25  ft  are  rarely 
found  in  large  cities.  Expensive  houses  arc  sometimes  wider,  but  it  is  said 
that  the  prevailing  house  frontage  in  New  York  City  is  now  about  17  ft, 
while  it  is  often  13  ft  4  in,  and  sometimes  only  12  ft  6  in.  Chicago  has  a 
lot  unit  of  25  ft  in  width  and  125  ft  in  depth  which  appears  to  be  almost  as 
-adhered  to  as  is  the  25  by  100  ft  lot  in  New  York.     In  Phila- 
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driphim  a  considerable  portion  of  the  city  was  originally  laid  out  in  blocks 
396  by  400  ft  bounded  by  streets  60  and  60  ft  wide,  and  in  order  to  pro- 
ne* lor  the  small  single  family  houses  so  characteristic  of  that  city,  those 
Mocks  have  frequently  been  divided  into  smaller  blocks  by  introducing  two 
additional  streets  40  ft  wide  resulting  in  the  creation  of  168  building  plots, 
niying  from  14  to  16  ft  in  width  and  from  49  to  60  ft  in  depth,  with  a 
|ii»|i  miji  3  ft  wide  separating  the  lots  in  the  rear.  The  city  ordinances 
prescribe  a  minimum  width  of  14  ft  for  any  dwelling  house  and  a  minimum 
span  space  of  144  sq  ft  for  each  lot  and  these  lots  are  used  to  the  greatest 
rilowaUe  extent,  while  some  builders  have  attempted  to  count  the  rear 
passageway  in  the  required  open  space.  A  typical  plan  of  such  subdivision 
■shown  by  Pig;  14.  This  may  be  better  than  four  and  five-story  tenements 
on  lots  25  by  100  ft  bousing  four  families  on  each  floor,  but  it  is  a  too  m- 
tsnmve  use  of  the  land  which  Philadelphia  is  trying  to  find  some  means 
of  correcting.  A  very  satisfactory  and  attractive  manner  of  subdividing  a 
block  ZOO  by  700  ft  for  high-flaw,  semi,  detached  bouses  ha*  been  adopted 


to  s  limited  extent  in  tbe  Borough  of  Brooklyn,  New  York  City,  and  is 
•hewn  by  Fig.  15.  In  this  block  there  is  a  central  heating  plant  built  below 
the  surface  of  the  back  yards,  the  chimney  of  which  is  combined  with  that 
of  a  church  at  one  end  of  the  block. 

Murafactnring  and  Warehouse  Districts.  In  portions  of  a  city  which, 
by  reason  of  transportation  facilities,  are  particularly  adapted  to  manu- 
(actaring^or  warehousing  it  is  better  to  leave  considerable  areas  unsubdivided. 
and*  there  is  no  reason  why  such  streets  as  are  laid  out  should  be  placed  at 
wen  distance  apart  as  will  insure  future  division  into  Mocks  of  any  particular 
■•*.  The  streets  which  are  located  should  permit  the  widest  latitude  for 
tbe  development  of  such  enterprises  as  may  seek  accommodation.  It  is 
■specially  desirable  that  waterfront  property  should  not  be  unduly  re- 
stricted by  placing  the  first  street  parallel  with  the  water  so  near  it  that 
there  will  not  be  room  for  tbe  economical  receipt,  shipment  and  handling 
of  raw  material  and  manufactured  products.  These  streets  are  often 
placed  immediately  next  the  water,  thus  seriously  interfering  with  such 
enterprises.  At  least  200  ft  is  likely  to  be  needed  for  such  purpose,  while 
300  ft  or  even  more  is  frequently  required.  Waterfront  property  is  usually 
e  and  those  who  develop  plants  requiring  such  facilities  will  not 


382  Planning  of  Streets  and  Street  Systems  Sect.  7 

buy  more  than  is  needed,  but  they  should  be  able  to  secure  enough  and  to 
feel  secure  in  its  uninterrupted  use.  There  are  portions  of  the  waterfront 
which  will  be  developed  with  quay  walls  for  open  wharfage  or  with  piers 
for  the  accommodation  of  regular  steamship  lines  and  in  these  cases  a 
public  marginal  street  will  be  needed.  There  is  a  tendency  for  cities  to 
acquire  and  develop  their  entire  waterfront  as  a  municipal  enterprise,  either 
for  substantial  net  revenue  or  for  operation  at  cost  in  order  to  stimulate 
commerce.  Even  under  such  a  policy  a  considerable  part  of  it  could 
properly  be  leased  for  manufacturing  or  warehousing  in  which  case  space 
could  well  be  allowed  for  the  same  development  as  would  naturally  take  place 
under  private  ownership  and  control. 


11.    Reservation  of  Park  Areas" 

Factors  Influencing  Selection.    The  park  reservations  of  a  city  should 
be  considered  in  connection  with  the  street  plan.     A  common  practice  is  to 
lay  out  the  entire  area  into  streets  and  leave  for  future  consideration  the 
selection  of  the  park  spaces,  a  single  block  here  and  there  and  in  some 
cases  a  number  of  blocks  being  taken  for  the  purpose,  the  streets  within 
the  area  being  wiped  out.     If  such  a  policy  be  followed,  the  park  system 
will  necessarily  be  adapted  to  the  street  system,  whereas  the  park  system 
should  to  a  certain  degree  control  the  street  system.     The  location  of  parks 
should  be  determined  by  topographic  features,  and  such  reservations-  can 
best  be  located  before  or  at  the  same  time  as  the  main  street  system.     This 
does  not  mean  that  the  engineer  who  is  responsible  for  the  preparation  of 
the  street  plan  must  also  determine  the  precise  area  and  location  of  the 
city's  future  parks,  but  that  he  must  keep  in  mind  the  need  of  parks,  and 
should  not  carry  the  street  system  across  areas  peculiarly  adapted  to  this 
purpose.     Such  areas  should  be  left  without  subdivision,  and  at  the  same 
time  provision  should  be  made  for  streets  of  adequate  width  leading  to 
them  and  connecting  them  with  each  other,  in  order  that  when  the  system 
is  finally  developed  these  streets  may  serve  as  parkways.     The  future 
park  needs  of  a  city  cannot  be  predicted.     Charles  D.  Lay,  formerly  Land- 
scape Architect  of  the  New  York  Department  of  Parks,  has  estimated  the 
park  needs  of  a  city  of  100  000  population  as  1500  acres  or  on  a  basis  of 
12.5%  of  the  city  area,  these  parks  ranging  in  size  from  large  wild  parks 
to  small  gardens  and  squares.     His  estimate  is  based  upon  a  density  of 
population  of  but  8^  persons  per  acre  and  an  allowance  of  one  acre  of 
park  to  66%  persons,  but  the  only  cities  that  approach  these  figures  are 
Washington  and  Boston.     To  show  the  wide  variation  in  park  reservatipns 
with  respect  to  area  and  population  and  the  futility  of  attempting  to  estimate 
such  needs  in  advance,  park  statistics  of  a  few  cities  are  given  in  the  table 
on  the  following  page. 

Connecting  Parkways.  If  there  are  tracts  of  land  so  obviously  adapted 
to  park  purposes  that  they  will  probably  be  acquired  for  that  purpose, 
streets  leading  to  them  and  connecting  them  should  be  laid  out  of  such 
width  that  they  can  be  converted  into  parkways  and  can  be  developed 
with  some  park  features,  such  as  planting  and  several  roadways.  Such 
streets  will  become  a  part  of  the  park  system  and  with  that  use  in  view 
their  development  into  business  thorofares  should  be  discouraged.  Ex- 
™»ripnce  seems  to  show  that  streets  more  than  100  ft  wide  rarely  attract 
"-,  so  that  if  those  which  will  serve  as  park  approaches  or  connections 
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are  given  a  width  of  120  to  150  ft  business  will  be  likely  to  avoid  them, 
while  each  width  will  permit  the  kind  of  treatment  which  is  desirable 
when  the  time  comes  for  their  improvement  as  a  part  of  the  park  and 
boulevard  system. 

Neighborhood  Parks.  Important  as  are  the  large  parks  and  the  parkways 
of  a  city,  those  which  mean  most  to  the  greatest  number  are  the  smaller 
neighborhood  parks,  one  of  which  should  be  within  easy  walking  distance 
of  every  part  of  the  city.  These  can  usually  be  provided  within  the  space 
of  one  or  two  city  blocks  and,  as  they  are  generally  treated  in  a  formal 
manner,  topographical  features  are  not  an  important  consideration.  It 
b  difficult  to  locate  them  long  in  advance,  nor  is  it  desirable  that  this  be 
done  provided  they  are  selected  and  acquired  before  they  are  built  upon 


Population 
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Washington 

68 
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or  the  land  becomes  valuable  by  reason  of  rapid  development  of  the  prop- 
erty in  their  immediate  vicinity. 

Acquirement  in  Advance  of  Development.  Whether  the  parks  be  large 
or  small  it  will  be  advantageous  to  acquire  them  at  as  early  a  date  as  pos- 
sible and  before  the  tracts  selected  are  subdivided  into  lots.  If  bought  as 
acreage  property,  the  entire  holdings  of  one  or  more  individuals  or  estates 
being  taken,  there  will  be  no  consequential  damages  to  pay  by  reason  of 
the  leaving  of  unsalable  remnants.  Irregularity  in  the  boundaries  of  the 
tract  will  not  be  objectionable,  particularly  if  the  area  be  more  than  will 
ultimately  be  required.  When  the  street  system  shall  have  been  developed 
and  the  final  park  boundaries  shall  have  been  straightened  out  there  may 
be  a  few  lots  or  several  blocks  left.  In  the  latter  case  admirable  sites  for 
schools  or  libraries  will  be  provided,  more  advantageously  located  and  at 
far  less  cost  than  if  they  were  purchased  separately.  In  either  case  the 
surplus  property  may  be  sold,  if  this  is  permitted  by  law,  at  the  increased 
price  created  by  the  establishment  of  the  park  and  the  location  of  buildings 
of  this  character,  and  the  receipts  may  go  a  long  way  towards  paying  the 
cost  of  the  park  itself.     See  Fig.  4. 

12.    The  Location  of  Public  Buildings 

Public  Buildings  Denned.  The  designation,  public  buildings,  is  com- 
monly used  in  a  very  restricted  sense  and  as  applying  only  to  those  in 
which  the  business  of  the  nation,  state  or  city  may  be  conducted.  In 
their  relation  to  city  planning  there  are  many  others  which  can  properly 
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be  called  public  buildings,  not  only  such  as  libraries  and  museums  which* 
are  much  frequented  by  the  public,  but  all  of  the  buildings  constructed  and 
maintained  for  the  exercise  of  any  of  the  functions  performed  by  publie 
authorities,  such  as  schools,  penal  and  charitable  institutions,  markets, 
hospitals,  police  and  fire  houses,  baths,  and  structures  connected  with 
water  supply  and  drainage.  They  may  also  include  churches  and  buildings 
used  for  amusement  and  entertainment  under  private  as  well  as  publio 
management,  and  the  various  buildings  and  plants,  many  of  which  in. 
European  countries  are  maintained  by  the  municipalities,  but  which  in 
America  are  commonly  left  to  public  service  or  other  corporations,  among 
these  last  being  railway  stations  and  terminals,  lighting  and  heating  plants, 
financial  institutions,  and  even  places  of  public  amusement. 

Grouping.  Much  attention  has  lately  been  given  to  the  more  convenient 
grouping  and  arrangement  of  such  buildings  but  the  usual  aim  has  been 
to  secure  better  architectural  effects.  In  order  to  accomplish  this,  open 
spaces  have  been  created,  streets  have  been  widened,  and  new  streets  have 
been  laid  out  and  opened  thru  blocks  which  have  been  completely  built  up. 
While  the  precise  location  of  such  buildings  cannot  be  determined  far  in 
advance,  the  administrative  center  of  a  city  will  have  been  so  definitely 
fixed  early  in  the  city's  development  that  it  will  rarely  be  changed.  The 
provision  of  sufficient  space  to  give  such  buildings  a  dignified  setting  is 
of  the  greatest  importance.  The  location  of  streets  which  will  provide 
suitable  approaches  to  them  is  equally  important.  These  will  not  only 
promote  the  convenience  and  save  the  time  of  those  having  occasion  to 
visit  such  buildings  but  will  add  greatly  to  the  general  appearance  of  the 
town.  Every  large  city  will  have  other  centers  than  what  may  be  called 
the  administrative  center.  There  will  be  an  educational  center  where  the 
more  important  educational  buildings,  the  libraries  and  the  museums 
should  be  located.  Such  buildings  will  require  ample  space  and  approaches 
from  which  they  can  be  seen  to  advantage.  The  importance  of  ample 
space  about  and  convenient  access  to  transportation  terminals  has  been 
emphasized  in  Art.  6.  Other  public  and  semi-public  buildings  will  be 
required,  the  most  advantageous  location  of  which  it  is  impossible  to  de- 
termine. The  important  consideration  in  designing  a  street  system  is 
to  provide  suitable  and  dignified  locations  which  can  be  availed  of  for  such 
purposes  and  not  create  a  situation  where  they  must  be  given  inconspicuous 
sites  or  new  streets  must  be  cut  thru  in  order  that  they  may  be  reached 
conveniently  and  seen  to  advantage.     See  Fig.  4. 

Secondary  Public  Buildings.  There  are  still  other  types  of  public  build- 
ings which  are  far  more  numerous  than  those  last  mentioned  and  which 
are  commonly  located  in  a  haphazard  fashion,  wherever  the  most  available 
or  the  cheapest  property  can  be  acquired  for  them  at  the  time  they  axe 
needed.  The  buildings  referred  to  are  of  two  classes  to  which  different 
kinds  of  location  are  best  suited.  In  one  class  are  schools  of  various  grades. 
branch  libraries  and  public  baths  which  need  not  be  and  should  not  be  on 
the  main  traffic  streets.  Their  location  will  depend  to  a  large  degree  upon 
the  distribution  of  population;  but  if  certain  blocks  in  different  parts  of 
the  city  were  set  aside  for  them,  they  could  be  grouped  together  and  be 
designed  in  harmony  with  each  other  with  sufficient  space  about  them  to 
insure  abundant  light  and  air  and  with  room  for  future  additions,  the 
space  for  which,  until  needed,  might  well  be  devoted  to  playgrounds.  Such 
«.  hlnnk  would  be  peculiarly  well  suited  to  the  purpose  if  the  street  system 
Gently  irregular  not  to  invite  traffic.    The  other  class  would 
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Delude  such  buildings  as  police  stations,  fire-engine  houses,  repair  shops, 
a  municipal  garage  or  stable,  and  buildings  of  this  character.  These  could 
also  be  designed  to  harmonize  with  each  other  and  form  a  consistent  group. 
They  would  naturally  be  located  on  or  in  close  proximity  to  the  more 
important  thorofares  in  order  that  the  territory  which  they  serve  may  be 
easily  reached.  In  either  case,  such  municipal  blocks  would  be  creditable 
to  the  city,  while  the  problems  of  heating,  maintaining  and  caring  for  them 
would  be  greatly  simplified. 

13.    Control  of  Private  Developments 

Development  by  Real  Estate  Operators.  One  of  the  most  difficult 
problems  confronting  the  engineer  engaged  in  the  working  out  of  a  suitable 
street  plan  is  the  control  of  the  development  of  property  by  real  estate 
operators  in  advance  of  the  preparation  of  a  final  plan  or  without  regard 
to  such  plan  if  one  shall  have  been  prepared  and  the  streets  have  not  yet 
been  laid  out  on  the  ground  and  taken  over  for  street  purposes.  Such 
developers  buy  acreage  property  and  their  chief  purpose  is  to  convert  it 
into  as  many  building  plots  as  possible  and  dispose  of  them  as  quickly  as 
they  can.  They  are  rarely  interested  in  the  future  character  of  the  neigh- 
borhood or  in  the  welfare  of  the  purchasers.  They  have  little  interest  in 
the  relation  of  such  a  plan  as  they  may  adopt  to  that  of  neighboring  develop- 
ments or  to  plans  which  are  under  consideration  by  the  public  authorities 
charged  with  the  responsibility  of  preparing  them.  In  most  cases  the 
right  of  an  owner  pf  real  property  to  make  such  use  of  that  property  as 
he  pleases  until  it  is  taken  from  him  by  due  process  of  law  is  guaranteed 
to  him  by  statute  or  constitution.  The  city  may  have  declared  its  in- 
tention to  adopt  a  certain  street  plan.  It  may  even  have  formally  adopted 
one  and  may  have  taken  the  initial  steps  to  acquire  title  to  the  streets, 
but  until  such  title  has  actually  been  secured  the  courts  will  generally 
protect  the  owner  in  selling  lots  which  are  located  without  regard  to  street 
fines  and  even  in  erecting  buildings  within  the  proposed  streets,  and  will 
grant  them  full  compensation  for  damages  which  may  be  imposed  by  the 
taking  of  the  property,  just  as  tho  these  lots  had  been  sold  and  buildings 
erected  in  good  faith  years  before  an  official  plan  was  thought  of.  The 
purchasers  of  such  lots  are  usually  innocent,  tho  foolish,  and  upon  them  will 
fail  the  hardship  and  inconvenience  of  adapting  their  property  to  such 
changes  in  the  layout  according  to  which  they  have  bought  as  will  make 
it  conform  with  a  reasonable  plan  consistent  with  that  of  the  adjoining 
sections.  The  original  developer  will  have  unloaded  and  escaped  with  his 
profit  before  this  time  comes. 

Relation  Between  Private  and  Public  Street  Systems.  But  it  is  not 
always  the  man  or  the  corporation  who  laid  out  his  property  as  he  wished 
without  regard  to  any  comprehensive  plan  who  is  wholly  to  blame  for  the 
burdens  placed  upon  the  subsequent  owners.  Such  layouts  are  some- 
times impossible  and  must  be  substantially  changed  or  altogether  ignored, 
but  sometimes  they  are  disregarded  because  they  do  not  conform  with 
the  preconceived  notions  of  the  engineer  who,  whether  actuated  by  a 
passion  for  regularity  and  geometrical  symmetry  or  entirely  indifferent  to 
the  hardship  imposed*  upon  innocent  purchasers,  will  project  a  rectangular 
street  system  across  anything  which  interferes  with  it.  The  new  system 
may  exist  only  on  paper  for  years  and,  meanwhile,  building  will  continue  in 
accordance  with  the  original  layout  until  the  expense  of  changing 
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comes  so  expensive  that  the  new  plan  has  to  be  entirely  abandoned  and 
the  old  streets  are  adjusted  to  those  of  the  official  plan  as  well  as  may  be, 
with  results  far  less  satisfactory  than  would  have  been  the  case  had  a 
serious  effort  been  made  to  reconcile  them  as  far  as  possible  when  the 
official  plan  was  made.  Numerous  instances  of  this  policy  might  be  given, 
but  an  actual  case  of  the  result  of  carrying  a  rectangular  street  system 
across  an  old  settlement  is^hown  by  Fig.  16. 

legislation.  Existing   and  Proposed.    Laws  have  been  enacted  which 
have  declared  that  when  street  lines  or  the  boundaries  of  parks  have  been 


Fin.  16.  FUa  Showing  the  Disregard  of  Existing  Improvements  by  carrying  a 
RectUfiilsr  Stmt  Sjnttm  Aercw  Old  Street*  which  could,  without  Serious  Ob- 
jection, hive  been  Incorporated  ln  tee  Plan 

fixed  by  competent  authority,  any  one  who  subsequently  erects  buildings 
within  the  lines  of  any  such  street  or  park  shall  not  be  entitled  to  receive 
damages  for  them  when  the  property  is  taken  for  the  purpose  for  which 
it  is  designed.  Such  statutes  have  often  been  declared  unconstitutional 
but  in  Pennsylvania  laws  of  this  kind  have  been  found  to  be  so  obviously 
in  the  public  interest  and  public  sentiment  is  bo  strongly  in  favor  of  them 
that  they  have  not  been  contested.  It  must  be  admitted,  however,  that 
-  tome  danger  of  injustice  in  unreasonably  delaying  the  actual  taking 
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of  property  for  such  a  public  purpose  and  thereby  depriving  the  owner  of 
the  reasonable  and  profitable  use  of  his  land.  After  a  city  has,  by  the 
idoption  of  a  plan,  indicated  its  intention  to  take  property  for  a  public 
purpose,  it  may  not  be  feasible  immediately  to  incur  the  expense  of  the 
acquisition  of  such  property*  but  if  an  owner  of  any  parcel,  acting  in  good 
faith,  indicates  his  desire  to  improve  such  a  parcel  by  the  erection  of  a 
building,  the  city  might  fairly  be  required  to  promptly  take  and  pay  for 
any  such  parcel  in  order  that  it  may  not  unnecessarily  deprive  the  owner 
of  the  profitable  use  of  his  property.  To  prevent  the  plotting  and  selling 
of  lots  without  regard  to  a  final  plan  or  in  advance  of  the  adoption  of  such 
a  plan,  it  has  been  proposed  to  enact  laws  requiring  that  any  such  owner 
shall  not  offer  for  sale  lots  purporting  to  front  upon  public  streets  until 
the  plan  showing  such  proposed  streets  shall  have  been  submitted  to  and 
approved  by  the  municipal  authorities  having  jurisdiction  and  control  over 
the  preparation  of  the  street  plan  of  the  city.  Such  a  provision  would  be 
difficult  of  enforcement,  but  the  desired  end  could  probably  be  attained  in- 
directly by  making  it  illegal  for  any  office  of  record  to  accept  and  record  a 
street  plan  or  layout  prepared  by  a  private  developer  in  accordance  with 
which  it  is  proposed  to  sell  building  lots  unless  such  plan  should  have  been 
first  approved  by  the  proper  authorities.  Real  estate  operators  are  always 
desirous  of  having  such  plans  recorded  and  their  inability  to  do  so  would 
make  it  much  more  difficult  for  them  to  market  their  property.  It  has  also 
been  proposed  that  offices  of  record  be  forbidden  by  statute  to  accept  and 
record  conveyances  of  property  fronting  upon  what  purport  to  be  city  streets 
unless  the  plan  of  such  streets  shall  first  have  been  approved  by  the  muni- 
cipal authorities.  The  city  and  town  planning  law  enacted  by  the  Legisla- 
ture of  New  York,  Chapter  699,  Laws  of  1913,  which  provides  for  the 
creation  of  city  and  village  planning  commissions,  distinctly  authorises  the 
body  creating  such  commissions  to  provide  that  no  plan  showing  the  layout 
of  any  highway  or  street  upon  private  property  or  of  building  lots  in  con- 
nection with  any  highway  or  street  shall  be  received  for  record  in  the  office 
of  the  clerk  of  the  county  where  such  property  is  situated  until  a  copy  of 
the  plan  has  been  filed  with  such  commission  and  it  has  certified  its  ap- 
proval thereof. 

THE  INDIVIDUAL  STREET 

14.    Economic  Street  Widths 

The  Purpose  of  the  City  Street  is  two-fold:  to  afford  light,  air  and!  access 
to  the  abutting  property,  and  to  provide  accommodation  for  such  traffic 
as  may  pass  thru  the  street  but  the  origin  and  destination  of  which  may 
be  elsewhere,  the  route  followed  being  that  of  least  resistance  in  the  case 
of  business  traffic  and  that  which  is  most  agreeable  in  the  case  of  pleasure 
traffic.  The  width  required  for  light,  air  and  access  will  depend  upon  the 
height  to  which  the  buildings  may  be  built  and  the  proportion  of  the  lots 
which  may  be  covered;  in  other  words,  upon  how  intensive  a  use  is  made 
of  the  land.  The  greater  the  amount  of  space  which  is  given  up  to  streets 
in  proportion  to  building  plots,  the  more  expensive  "will  be  the  land  which 
remains  for  development.  Very  narrow  streets  mean  lack  of  light  and 
air,  unsanitary  conditions  and  traffic  congestion;  unnecessarily  wide  streets 
mean  a  serious  burden  upon  the  abutting  land,  the  price  of  which  must 
include  the  value  of  that  taken  for  streets,  greater  expense  to  the  lot  owner 
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for  street  improvement,  and  additional  cost  to  the  city  for  maintenance 
and  cleaning,  while  grass-grown  roadways  lined  with  shabby  buildings 
out  of  keeping  with  the  street  improvements  often  tell  a  story  of  an  am- 
bitious plan  which  has  resulted  in  pitiful  failure. 

Economic  Relation  of  Street  Widths  and  Lot  Areas.  Excluding  parks 
and  other  open  spaces,  the  percentage  of  the  platted  area  of  a  city  which  is 
given  over  to  streets  varies  from  25%  to  about  50%  and  is  in  most  cases 
about  30%.  This  means  that  the  owners  of  property  are  required  to  pay 
for  an  area  varying  from  one- third  of  the  land  which  they  actually  own 
to  an  amount  equal  to  their  holdings,  of  which  they  can  make  no  profitable 
use.  This  is  so  serious  -a  burden  that  the  proportion  of  the  total  land 
which  is  actually  required  for  streets  is  worthy  of  the  most  careful  con- 
sideration. It  is  fair  to  assume  that  the  width  of  street  required  is  pro- 
portional to  the  depth  of  the  abutting  lots  as,  with  reasonable  restrictions 
governing  the  use  of  the  land,  which  are  commonly  expressed  in  a  per- 
centage of  the  area  which  may  be  built  upon,  the  business  or  the  street 
use  which  the  abutting  property  will  create  will  vary  with  its  depth.  If, 
then,  50  to  60  ft  is  the  proper  width  for  an  ordinary  street  with  lots  100 
ft  in  depth,  plots  60  ft  deep  will  not  require  a  greater  street  width  than 
from  30  to  40  ft.  On  streets  where  lots  are  125  ft  in  depth  and  the  streets 
are  80  ft  wide,  a  decrease  of  the  lot  depth  to  100  ft  or  even  to  75  ft  might 
justify  a  similar  decrease  in  the  width  of  the  street  to  65  or  even  to  50  ft. 
This  argument  would  be  unsound  in  the  absence  of  stringent  regulations 
limiting  the  height  to  which  buildings  may  be  built  and  the  proportion  of 
the  lots  which  may  be  covered.  Even  in  this  case,  however,  there  are 
certain  streets  which  will  probably  be  occupied  by  surface  railway  tracks 
and  these  should  be  given  a  width  sufficient  for  the  purpose  without  regard 
to  the  depth  of  the  lots  which  front  upon  them.  In  general  it  may  be  said 
that'while  the  streets  which  from  their  positions  and  grades  are  likely  to  be 
used  by  street  railways  should  not  be  less  than  70  ft  and  preferably  80  ft 
in  width,  other  streets  should  be  in  proportion  to  the  depth  of  the  abutting 
lots,  and  that  the  total  street  area  should  be  from  25  to  40%  of  the  com- 
bined area  of  streets  and  lots  as  may  be  determined  by  the  probable  nature 
of  the  development  or  the  ability  of  the  lot  owners  to  pay  for  more  or  leas 
space  in  addition  to  their  lots  in  order  to  give  the  neighborhood  in  which 
they  are  to  live  a  certain  distinctive  character. 

16.    Alignment  and  Grades 

Alignment.  The  uselessneas,  if  not  the  folly,  of  laying  out  streets  in  per- 
fectly straight  lines  has  been  noted  in  Arts.  4,  8  and  9.  In  the  principal  and 
secondary  traffic  streets  directness  is  important,  but  the  difference  in  dis- 
tance along  a  rectilinear  highway  and  one  whose  general  direction  is  uniform 
but  which  has  occasional  slight  changes  in  its  course  is  so  slight  as  to  be 
almost  inappreciable  and  is  entirely  immaterial.  The  free  movement  of 
traffic  is  greatly  obstructed  by  right-angled  turns  and  the  time  consumed 
in  following  a  series  of  courses  where  a  rectangular  street  system  makes  it 
necessary  to  do  so  in  passing  from  one  point  to  another  in  the  absence  of 
diagonal  streets  is  more  than  that  due  to  the  increased  distance.  Deflec- 
tions up  to  30°  and  perhaps  more  offer  no  obstacle  to  free  movement,  and 
even  at  junctions  of  important  traffic  thorofares  the  confusion  and  delay 
W  the  intersecting  streams  of  traffic  are  less  if  they  come  together 
as  it  is  quite  unlikely  that  traffic  would  attempt  to  pass  around 
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the  acute  angle,  and  if  it  did,  police  regulations  should  not  permit  it.  Aside 
from  the  saving  of  time  and  the  avoidance  of  confusion,  abrupt  changes 
of  direction  involve  a  certain  amount  of  danger  which  varies  inversely 
with  the  distance  at  which  approaching  vehicles  can  be  seen. 

Traffic  and  Residential  Streets.  The  main  arteries  of  traffic  either 
extend  from  the  business  center  or  the  railway  and  waterfront  terminals 
to  the  outlying  portions  of  the  city  or  they  may  traverse  the  entire  city  from 
one  aide  to  another.  Such  routes  may  include  several  different  streets, 
but  because  they  have  different  names  is  no  reason  why  they  should  be 
considered  separately  with  respect  to  their  alignment  and  grades.  They 
form  a  single  unit  in  their  relation  to  street  traffic  and  should  be  so  con- 
sidered. In  the  case  of  residential  streets  the  conditions  are  entirely 
different,  as  are  the  functions  of  such  streets.  With  the  exception  of  such 
principal  streets  and  boulevards  as  were  noted  in  Arts.  8  and  11,  each  one 
of  these  streets  is  a  separate  unit  and  need  not  be  considered  in  its  relation 
to  others.  Its  traffic  will  be  slight  and  directness  of  movement  is  not 
important.  The  only  advantage  of  the  rectilinear  street  for  residential 
purposes  is  that  it  permits  the  abutting  property  to  be  economically  divided 
into  rectangular  lots,  which  at  the  present  time  seem  to  be  more  readily 
salable,  and  if  the  purchaser  wants  a  standardized  lot  and  house  precisely 
Eke  his  neighbors,  the  straight  street  and  rectangular  block  offer  some 
unquestionable  advantages.  So  far  as  the  general  public  interest  is 
concerned,  not  only  is  there  no  reason  for  rectilinear  residence  streets  but 
a  departure  from  the  standard  plan  so  much  in  vogue  will  add  interest 
and  variety  to  the  city.  There  is  danger,  however,  that  in  trying  to  avoid 
the  commonplace  by  the  introduction  of  certain  irregularities  one  may 
go  to  the  other  extreme  by  the  adoption  of  what  Unwin  has  called  mere 
"aimless  wiggles."  An  illustration  of  the  result  of  such  a  treatment  is 
to  be  found  in  one  of  the  suburban  districts  of  Toronto,  where  a  system  of 
curvilinear  streets  has  resulted  in  a  very  attractive  development  but,  while 
the  topography  is  somewhat  irregular  and  picturesque,  it  does  not  justify 
the  excessive  amount  of  curvature  which  was  introduced. 

Alignment  and  Grades  Must  Be  Considered  Together.  Many  streets 
have  been  definitely  laid  out  and  imposed  upon  the  city  plan  before  their 
grades  have  been  determined  or  even  seriously  studied.  It  is  afterwards 
found  that  in  order  to  secure  such  moderate  rates  of  grade  as  the  importance 
of  the  street  as  a  traffic  artery  would  demand,  heavy  cutting  or  filling  is 
required  which  will  impose  upon  the  abutting  property  a  burden  which 
is  not  only  unnecessary  but  which  may  effectively  prevent  its  development 
in  the  manner  which  the  assumed  character  of  the  street  would  naturally 
demand.  Had  the  grades  been  considered  in  connection  with  its  location, 
that  location  would  have  been  modified  even  at  the  expense  of  a  detour 
with  some  added  distance.  No  specific  figures  can  be  given  as  to  the 
practicable  limit  of  grade  for  streets  of  different  classes.  The  tables  which 
have  been  so  often  given  showing  the  tractive  force  required  to  move  a 
certain  load  on  various  roadway  surfaces  having  different  rates  of  grade 
are  of  doubtful,  value;  not  as  to  their  accuracy  for  the  conditions  under 
which  they  were  established,  but  as  to  their  applicability  to  conditions 
which  may  actually  exist.  Grades  which  are  prohibitive  for  horse-drawn 
vehicles  are  of  little  concern  to  motor  vehicles  altho  they  impose  a  lower 
speed.  Even  in  the  case  of  electric  street  railways,  grades  of  6,  8  and  10% 
involve  no  difficulties  as  to  the  traction  problem  but  they  do  involve  serious 
danger  from  slipping  under  certain  weather  conditions.     Grades  wv' 
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are  considered  prohibitive  in  some  cities  are  deemed  quite  moderate  in 
others.  San  Francisco  has  many  street  grades  of  20%  and  more,  and  in 
one  case  a  double-track  surface  railway  is  operated  in  a  street  having  a 
grade  of  26.5%  (see  Eng.  News,  Feb.  18,  1915).  The  horse  will  continue 
to  be  used  in  city  streets  and  horse-drawn  traffic  must  be  considered.  The 
obstacle  offered  by  a  grade  is  proportional  to  its  length,  altho  there  is  an 
absolute  limit  to  the  slope  which  is  practicable  for  heavily  loaded  horse- 
drawn  vehicles.  If  that  limit  is  exceeded,  a  detour  at  a  lighter  grade  must 
be  followed  and  if,  in  the  case  of  an  important  street,  such  detour  involves 
considerable  increase  of  distance,  the  portion  which  has  the  excessive  grade 
or  the  long  detour  will  not  become  the  traffic  artery  which  its  location 
appeared  to  indicate.  .  In  the  case  of  residential  streets  neither  grades  nor 
alignment  are  an  important  consideration.  The  traffic  in  such  streets  is 
that  needed  to  supply  the  needs  or  to  minister  to  the  pleasure  of  those 
living  in  them.  The  coal  dealer  may  prefer  to  supply  a  patron  on  such  a 
street  by  delivery  in  a  6-ton  truck,  but  if  the  grade  is  too  heavy  for  that, 
he  can  deliver  in  smaller  loads  and  no  public  interest  will  suffer.  Residen- 
tial property  located  on  a  hill  affording  a  fine  view  will  always  be  desirable, 
none  the  less  so  because  it  must  be  approached  by  a  steep  grade  for  a 
short  distance.      In  such  cases  both  grade   and  alignment  should  fit  the 

topography  as  closely  as  possible  so  that 

J  I                [  [ I  I  natural  features  need  not  be  disturbed, 

\ r  J  (_  _J  I l    let   the  lines  and   grades  be  what  they 

— _.     _       m  may.     Either  lines  or  grades  may  be  im- 

A   \  I  B  C~~l  I     Droved  at  the  expense  of  the  other,  and  it 

II  II  I  I     will  always  be  a  matter  of  judgment  and 

taste  which  should  give  way,  and  no  defi- 
nite rule  for  such  cases  can  be  formulated. 


16.    Street  Intersections 

Street  Intersections  Form  Either  June- 
\\  f |  | I  I  tions  or  Crossings.     In  the  former  case. 


A\ IL_JL_ 

\  ^ /  — I        r- ~  ^  ■ "^    *mes  °*  *ran^c  converge  and  flow  along  a 

^       V     X   *   \     ^1  C    common  course  without  serious  inconveni- 

"^g\  P^  ///w\\  '/~**^    enc0  *°  *ke  case  °f  acute  angles  and  with 
II  \       /    I  considerable  interference  and  confusion  in 

the  case  of  rectangular  junctions.    In  the 
*^>^  ~\^*  ,^T — '  ' — "^.    case  of  crossings,  the  interference  with  free 

.J      •      (T      ^J      •       (^     traffic  movement  is  greater.     The  most 

awkward    intersections   are  those  where 
there  is  an  offset  in  the  crossing  street 
Fig.  17.    Some     Examples    of    the    involving  two  right-angled  turns.     While 
Treatment  of  Street  Junctions  by    an  enlargement  of  the  street  area  is  de~ 
a  Slight  Enlargement  of  the  Open    sirable  at  all  intersections  where  any  con- 
Space  siderable  traffic   may   be   expected,  it  is 

especially  necessary  where  there  are  off- 
sets. Such  breaks  in  the  continuity  of  a  street  have  the  advantage  of 
affording  opportunities  for  interesting  street  pictures  and  advantageous  sites 
for  buildings  which  require  ample  light  and  which  are  worthy  of  sites  which 
enable  them  to  be  seen  to  advantage.  Several  methods  of  treating  offset 
'  "ns  are  shown  in  Fig.  17,  from  which  it  will  be  seen  that  by  the 
>f  a  slight  additional  area  very  pleasing  results  can  be  secured. 
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At  acute-angled  intersections  the  street  lines  may  be  deliberately  shifted  in 
order  to  break  the  alignment  without  the  slightest  embarrassment  to  traffic, 
while  the  streets  will  acquire  added  interest  and  some  admirable  sites  will 
be  provided  for  important  buildings  as  illustrated  by  Fig.  17,  J  and  K. 

Enlargement  of  Street  Area  at  Intersections.  Where  two  important 
streets  intersect  either  at  right  angles  or  obliquely,  an  enlargement  of 
the  area  is  always  desirable,  the  open  spaces 
being  either  rectangular  or  circular  in  form 
and  occasionally  irregular  in  shape.  The  circle 
is  best  adapted  to  cases  where  five,  six  or 
more  streets  come  together  when  it   can   be     — 

made  a   conspicuous  feature  of  the   general    

plan.     Among  the  symmetrical  places  of  this 

kind  are  the  Place  de  l'Etoile  with  its  twelve     

converging  avenues  and  the  Arc  de  Triomphe 
in  its  center,  and  the  Place  de  la  Nation,  where  "~~~~ 
ten  streets  center  at  the  bronze  group  repre- 
senting the  Triomphe  de  la  Republique,  both 
of  these  places  being  on  what  might  be  called 
the  main  axis  of  the  city  of  Paris.  Other  ex- 
amples are  the  circular  place  at  Indianapolis 

with  a  diameter  of  493  ft  and  the  tall  shaft  of  the  Soldiers  Monument  in 
the  center  whence  the  four  principal  streets  of  the  City  radiate,  and  Colum- 
bus Circle  in  New  York,  430  ft  in  diameter,  where  six  important  streets  join 
at  the  Columbus  Monument.  Washington  has  many  open  spaces  at  the 
junctions  of  its  great  diagonal  avenues  with  each  other  and  the  rectangular 
These,  however,  are  treated  not  as  traffic  centers  but  as  parks 

and  are  planted  and  adorned  with  monu- 
ments or  statues  in  a  manner  suited  to  a 
great  national  capital. 

Platform  Grades  at  Intersections.  A  detail 
of  street  intersections,  the  importance  of  which 
is  not  generally  appreciated,  is  the  establish- 
ment of  platform  grades  or  the  interpretation 
of  grades  shown  upon  street  plans.  It  is  a 
common  practice  to  indicate  on  such  plans  the 
grade  elevation  of  the  intersection  of  center 
lines.  Where  grades  are  very  light  platform 
intersections  can  be  worked  out  with  a  fair 
degree  of  uniformity  by  different  persons,  but 
where  the  grades  are  steep  and  the  intersec- 
tions are  irregular  no  two  persons  are  likely  to 
agree  in  their  interpretation  without  some  defi- 
nite rule  to  govern  them.  This  subject  has 
been  comprehensively  treated  by  V.  S.  Moon, 
Assistant  Engineer  of  the  Board  of  Estimate  and  Apportionment  of  New 
York  City  (36),  who  recommends  the  following  rules  for  the  interpretation 
of  grades  at  street  intersections: 

"i.  Definition  of  Platforms.  The  center  line  intersection  shall  be  deemed  to 
he  the  point  of  intersection  of  the  center  lines,  except  for  cases  where  the  center  lines 
so  net  meet  at  a  common  point,  when  it  shall  be  the  area  included  within  the  center 
fine*  at  their  intersection  (shown  as  point  c  and  area  ccc,  Figs.  18  and  19). 

"The  cdrb  line  platform  shall  be  deemed  to  comprise  the  area  include-1 
the  hnea  connecting  the  points  of  Intersection  of  the  curb  tangents,  or  in  th< 


Fig.  19 
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a  street  terminating  at  another  street  it  shall  comprise  the  area  within  the  prolongations 
of  the  curb  lines  across  the  intersection  and  a  line  joining  the  curb  tangents  (shown 
as  areas  aaaa,  Figs.  18  and  19). 

"The  building  line  platform  for  rectangular  intersections  shall  be  deemed  to  in- 
clude the  area  bounded  by  the  prolongations  of  the  building  lines  of  both  streets  across) 
the  intersection  so  as  to  comprise  the  greatest  platform  area.  In  the  case  of  other 
than  right-angled  intersections,  it  shall  comprise  the  area  bounded  by  the  respective 
lines  of  each  street  and  by  lines  at  right  angles  or  normal  to  the  center  lines  and  pawning 
thru  acute-angled  building  line  corners,  or  the  corners  giving  the  greatest  platform 
area.  If  the  intersection  of  the  center  lines  falls  without  the  Building  Line  Platform, 
as  above  described,  the  said  platform  shall  be  increased  sufficiently  to  include  the 
said  intersection.  When  the  building  line  corner  is  turned  with  a  curve  the  platforms 
above  defined  shall  be  indicated  upon  the  map  unless  herein  definitely  fixed.  The 
Building  Line  Platform  is  defined  by  the  lines  AA,  Figs.  18  and  19. 

M2.  Definitions  of  Elevations  Fixing  Grades.  Unless  otherwise  indicated  on  the 
map,  the  elevations  shown  at  a  street  intersection  shall  be  deemed  to  be  that  fixed 
for  the  point  of  intersection  of  the  center  lines  of  both  streets  affected,  or  for  the 
Center  Line  Intersection. 

44  3.  Treatment  of  Center  Line  Intersection.  The  Center  Lone  Intersection,  when 
it  comprises  an  appreciable  area  and  unless  otherwise  shown  on  the  map,  shall  have 
a  uniform  elevation  at  its  boundaries,  and  in  determining  the  elevations  for  the  other 
platforms  herein  described  the  Center  Line  Intersection  referred  to  as  a  basis  of 
calculation  shall  be  deemed  to  be  the  nearest  point  on  the  center  line  of  each  street 
at  the  boundary  of  the  said  platform. 

"4.  Treatment  of  Platform  for  Streets  Having  a  Light  Grade.  If  the  grade  of 
each  of  the  intersecting  streets  is  3%  or  less,  as  determined  by  calculating  the  rate 
between  the  established  elevations,  the  elevation  of  the  center  lines  of  each  street 
within  the  limits  of  the  Curb  Line  Platform  shall  be  the  same  as  that  fixed  for  the 
Center  Line  Intersection.  The  elevation  of  the  curbs  shall  be  determined  as  indicated 
in  paragraph  8.  Provided,  however,  that  the  difference  in  the  elevation  of  points  on 
the  center  lines  opposite  any  building  line  corner  shall  not  provide  a  greater  trans- 
verse sidewalk  slope  than  that  fixed  as  the  maximum  in  paragraph  7,  in  which  latter 
event  the  Building  Line  Platform  shall  be  used  and  the  grades  of  that  portion  of  the 
streets  adjoining  tee  said  corners  shall  be  flattened  between  the  boundaries  of  the 
Building  Line  Platform  and  the  Center  Line  Intersection,  as  provided  in  paragraph 
5(a). 

"  5.  Treatment  of  Platform  for  Streets  Having  a  Steep  Grade  or  Meeting  at  an 
Acute-Angled  Intersection,  (a)  If  the  grade  of  any  portion  or  portions  of  intersecting 
streets  adjoining  a  building  line  corner  is  over  3  %,  as  calculated  between  the  estab- 
lished elevations,  or  if  a  further  flattening  of  the  platform  grade  is  required  to  provide 
proper  sidewalk  slopes  for  any  part  of  an  intersection  described  in  paragraph  4,  the 
grades  of  the  said  portion  or  portions  of  each  street  shall  be  reduced  between  the 
boundaries  of  the  Building  Line  Platform  and  the  Center  Line  Intersection  as  fol- 
lows: If  the  intersecting  streets  are  of  the  same  width,  the  grade  of  the  street  travers- 
ing the  shorter  block  length  adjoinirg  the  intersection  shall  be  reduced  one-third  and 
that  of  the  street  traversing  the  longer  block  shall  be  reduced  two-thirds.  In  case  the 
streets  have  different  widths,  the  grade  of  the  wider  street  shall  be  reduced  one-third 
and  that  of  the  narrower  street  two-thirds  between  the  above  limits.  All  grades  less 
than  3%  which  are  not  herein  required  to  be  flattened  shall  be  applied  at  the  same 
rate  as  originally  computed  between  established  elevations;  provided,  that  in  no  case 
Bhall  the  maximum  platform  and  sidewalk  slopes  fixed  in  paragraphs  6  and  7  be  ex- 
ceeded. Any  excess  in  grade  over  that  allowed  in  paragraph  7  shall  be  removed  by 
further  flattening,  as  follows:  (b)  Special  flattening  of  platform  grades  for  extreme 
cases  of  steep  grades  or  acute  angled  intersections.  If  the  difference  in  elevation  tenta- 
tively fixed  for  points  on  the  center  lines  of  intersecting  streets  opposite  any  building 
line  corner,  after  applying  the  minimum  and  up  to  the  maximum  transverse  side-walk 
slope  on  the  higher  and  lower  sides  respectively,  exceeds  the  maximum  transverse  side- 
ib-  <r~aH.es  hereinbefore  described,  the  elevation  of  each  street  at  the  boundary  pf 
'-»g  Line  Platform  shall  be  adjusted  to  remove  the  excess,  the  adjustment  of 
•aid  elevations  being  directly  proportional  to  the  grade  of  each  as  origi- 
»d  or  applied.    For  all  cases  covered  by  paragraphs  (a)  and  (b)    the 
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derations  at  the  intersections  of  the  center  line  of  each  of  the  narrower  streets  or  at 
tat  streets  traversing  the  longer  blocks,  if  they  are  of  equal  width,  with  the  Curb  Line 
Platform  of  the  intersected  street  shall  be  the  same  as  the  elevation  of  a  point  on  the 
eater  line  of  the  intersected  street  immediately  opposite  the  first-named  intersection, 
except  that  the  elevation  at  this  point  shall  be  abandoned  when  the  grade  along  the 
eater  line  between  the  Curb  Line  Platform  and  the  Building  Line  Platform  exceeds  the 
grade  as  originally  computed.  The  grades  of  the  center  line  of  the  wider  street  or  of 
tat  street  traversing  the  shorter  block,  if  they  are  of  equal  width,  shall  be  uniform 
between  the  exterior  boundaries  of  the  Building  Line  Platform  and  the  Center  Line 
Intersection,  except  that  the  maximum  platform  slope  hereinafter  fixed  shall  not  be 
nfreoed.  The  grades  of  the  center  line  of  the  narrower  street  or  of  the  street 
traversing  the  longer  block,  if  they  are  of  equal  width,  shall  be  uniform  between  the 
elevations  fixed  at  the  exterior  boundaries  of  the  Building  Line  Platform  and  those 
fixed  at  the  boundaries  of  the  Curb  Line  Platform,  and  also  between  the  latter  point 
tad  the  Center  Line  Intersection. 

"  6.  Ifaxuntun  Platform  Grades.  The  maximum  allowable  grade  along  the  center 
Est  between  the  Curb  Line  Platform  and  the  Center  Line  Intersection  shall  be  at 
tat  rats  of  4  %,  unless  otherwise  indicated  on  the  map.  The  grades  along  the  center 
fist  between  elevations  established  within  the  limits  of  a  Building  Line  Platform 
■ball  be  uniform,  subject  only  to  the  flattening  provided  for  m  paragraph  5  (b). 

"  7.  Transverse  Sidewalk  Grades.  Whenever  practicable,  the  sidewalk  shall  slope 
vpwatds  in  a  direction  at  right  angles  to  the  curb  toward  the  building  line  at  the  rate 
o12%.  The  elevation  of  the  sidewalk  at  the  building  line  corner  Bhall  be  deter- 
mined by  applying  this  rate  to  the  elevation  of  the  curb,  giving  the  higher  building 
bee  elevation,  at  a  point  immediately  opposite  the  corner,  unless  the  resulting  grade 
os  the  lower  side  exceeds  6%,  in  which  case  the  sidewalk  shall  be  level  on  the  higher 
■fc  and  a  greater  transverse  sidewalk  slope  up  to  the  maximum  shall  be  used  on  the 
lower  aide.  The  maximum  transverse  sidewalk  slope  shall  be  6%,  except  in  those 
<ass  where  the  street  grade  as  originally  computed  on  any  street  adjoining  a  build- 
is?  line  corner  is  more  than  6%,  when  the  maximum  slope  shall  be  10%  for  either 
•wet,  opposite  the  said  corner.  In  no  case  shall  the  sidewalk  at  the  building  line  be 
lover  than  that  of  a  point  immediately  opposite  it  on  the  curb.  If  the  transverse 
snetralk  slope  at  the  building  line  corner  is  more  or  less  than  2  %,  it  shall  be  made 
to  siree  with  this  latter  rate  at  a  point  distant  25  ft  from  the  building  line  corner. 

"ft.  Curb  Elevations.  The  relation  between  the  elevation  of  the  center  lines  and 
of  the  top  of  the  curbs  at  points  immediately  opposite  it  at  the  boundary  of  and 
•etwardry  from  the  Building  Line  Platform  shall  be  as  follows:  For  roadwayjwidthr 
of  U  ft  or  teas  the  top  of  the  curbs  shall  be  0.1  ft  higher  than  the  center  line.  For 
roadway  widths  ranging  from  24  ft  up  to  and  including  34  ft  the  top  of  the  curbs  and 
the  center  line  shall  be  at  the  same  elevation.  For  roadway  widths  ranging  from 
H  ft  op  to  and  including  44  ft  the  top  of  the  curbs  shall  be  0.1  ft  lower  than  the  center 
£■*-  For  roadway  widths  ranging  from  44  ft  up  to  and  including  54  ft  the  top  of  the 
earbs  shall  be  0.2  ft  lower  than  the  center  line,  and  for  roadway  widths  ranging  from 
Mftnp  to  and  including  64  ft  the  top  of  the  curbs  Bhall  be  0.3  ft  lower  than  the 
*Bter  Hue.  The  elevation  of  the  intersection  of  the  curb  tangents  shall  be  deter- 
bM  from  a  point  immediately  opposite  on  the  center  line  of  the  wider  street  or  the 
*net  traversing  the  shorter  block,  if  they  are  of  equal  width,  subject,  however,  to 
ti*aune  correction  in  elevation  between  the  top  of  the  curbs  and  the  center  line  as 
uiou  provided. 

M  9*  Depth  of  Gutters.  Whenever  practicable  a  standard  depth  of  gutter  of  0.4 
"  fell  be  used. 

"  to.  Curb  Grades  at  Corners.  The  tangents  in  the  curbs  shall  be  graded  uniformly 
taveea  the  elevations  established  for  them  at  the  boundaries  of  the  Building  Line 
■taform  and  at  the  intersection  of  the  curb  tangents.  The  curve  formed  in  the  curb 
J*B0Bg  the  tangents  shall  follow  a  uniform  grade  between  the  elevations  of  the  curb 
tayat»  at  the  points  of  curve. 

"n.  Grades  Between  Platforms.  The  grades  of  the  center  line  and  of  the  curbs 
****<&  the  elevations  computed  at  platform  intersections,  or  between  a  platform 
»d  an  intermediate  established  elevation,  shall  be  uniform." 
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17.    Roadway  and  Sidewalk  Widths 

Regulation  by  Ordinance.  It  is  the  usual  practice  of  cities  to  fix  by  or- 
dinance the  roadway  and  sidewalk  widths  of  all  streets,  and  the  roadway 
is  usually  given  a  width  of  approximately  one-half  the  total  street  width, 
the  remaining  half  being  divided  between  the  two  sidewalks.  In  New 
York  City  this  ordinance  prescribes  the  following  widths: 


Street  Width 


20  to  60  ft,  not  occupied  by  a  railroad, 

60  to  60  ft,  not  occupied  by  a  double-track  railroad 

60  to  66  ft  8  in,  not  occupied  by  a  double-track  railroad, 

66  ft  8  in,  and  over, { 


Roadway  Width 


60%  street  width 

30  ft 
50%  street  width 
80%  street  width, 
less  20  ft 


Standards  for  the  subdivision  of  street  widths  are  undoubtedly  desirable 
rather  than  leaving  these  details  to  be  fixed  according  to  the  whim  of  the 
developer  or  the  notions  of  the  engineer  in  each  particular  case,  but  the 
standards  adopted  have  not  often  been  the  result  of  a  careful  study  of 
the  needs  of  traffic  of  various  classes.  One  line  of  average  vehicles  under 
regulated  traffic  in  an  urban  district  requires  for  free  movement  about 
8  ft  of  roadway  width.  Two  lines  in  each  direction,  or  one  standing  next 
the  curb  and  the  other  moving,  will  therefore  require  32  ft,  altho  30  ft  is 
generally  sufficient  for  the  purpose,  and  this  should  be  the  minimum  width 
for  business  streets  without  surface  railway  tracks.  Provision  for  an  odd 
number  of  lines  of  traffic  is  not  justified  as  the  odd  or  middle  line  would 
be  obliged  to  accommodate  vehicles  moving  in  both  directions  and  the 
interference  would  be  so  great  that  it  would  be  of  little  use.  In  case  there 
are  railway  tracks  in  the  street,  special  treatment  will  be  necessary.  A 
single-track  railroad  will  use  about  9  ft  of  width,  and  if  provision  is  made 
on  each  side  for  a  single  line  of  vehicles  in  addition,  whether  standing  at 
the  curb  or  moving,  at  least  25  ft  of  roadway  will  be  required.  The  New- 
York  City  ordinances  require  not  less  than  30  ft  where  there  is  a  single- 
track  road,  this  allowing  for  exceptionally  wide  vehicles,  such  as  moving 
vans,  ice  wagons  or  coal  trucks  standing  at  the  curb  without  interfering 
with  the  free  movement  of  cars.  In  the  case  of  double-track  railways,  the 
space  required  for  them  is  about  19  ft,  and  a  single  line  of  vehicles  on  each 
side  would  require  a  total  width  of  at  least  35  ft,  and  for  two  lines  51  ft. 
The  New  York  ordinance  requires  not  less  than  40  ft  where  there  are  double- 
track  railways. 

Excess  Widths  of  Roadways.  While  in  nearly  all  cities  there  are  some 
streets  whose  roadways  are  inadequate  for  the  traffic  which  they  attract, 
there  are  a  far  greater  number  where  the  roadways  are  much  wider  than 
required.  This  means  a  needless  expense  to  the  owners  of  the  abutting 
property  for  the  original  improvement  and  a  serious  burden  for  the  city 
in  maintenance,  repairs  and  renewals.  Street  traffic  gradually  increases 
as  the  abutting  property  is  improved  and  the  general  business  of  the  local- 
ity is  increased.  While  it  is  wise  to  lay  out  streets  of  sufficient  width  to 
permit  as  intensive  development  of  the  adjoining  property  as  the  ordi- 
Mlow,  there  is  no  good  reason  for  -the  laying  and  maintenance  of 
>avement  which  is  obviously  greater  than  will  be  required  for 
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many  years  to  come.  A  residential  street  60  ft  in  width  will  not  need  a 
roadway  30  ft  wide  unless  it  is  called  upon  to  accommodate  a  considerable 
amount  of  thru  traffic.  Twenty  feet  or  even  less  would  in  most  cases  be 
sufficient  for  the  initial  improvement.  This  saving  of  10  ft  in  width  will 
mean  a  substantial  decrease  in  the  burden  of  assessment  for  the  first  im- 
provement, probably  as  much  as  $30  for  each  25  ft  of  frontage.  It  may 
be  that  additional  roadway  width  will  not  be  required  during  the  lifetime 
of  the  first  pavement  or  even  of  two  pavements,  sometimes  not  at  all.  When 
more  space  is  necessary  the  curb  can  be  set  back  and  the  sewer  inlets  can 
be  readjusted.  When  there  is  such  a  reduction  in  width,  the  street  ap- 
purtenances back  of  the  curb,  such  as  lamp  posts,  fire  hydrants  and  trees, 
can  be  so  located  as  to  conform  with  the  ultimate  position  of  the  curb 
bo  that  it  may  be  set  back  with  a  minimum  of  expense  and  disturbance  of 
existing  conditions.  Such  a  policy  would  save  the  property  owners  on  a 
block  700  ft  long  about  $1500  in  the  first  cost  of  their  pavement  and  the 
city  would  save  a  substantial  sum  annually  for  maintenance.  When  a 
widening  is  required,  the  cost  of  the  additional  pavement  can  properly  be 
assessed  upon  the  abutting  property. 

Sidewalks.  It  is  impossible  to  estimate  with  any  degree  of  accuracy  the 
width  of  sidewalks  which  will  be  needed.  In  ordinary  streets  pedestrian 
traffic  varies  greatly  with  the  weather  and  at  different  times  of  day,  and 
in  moet  cases  there  is  an  excess  of  sidewalk  space  which  can  advantageously 
be  used  for  grass,  trees  and  other  planting,  a  stone,  concrete  or  brick  walk 
4  or  5  ft  wide  being  all  that  is  required.  In  the  case  of  retail  shopping 
streets,  however,  more  generous  sidewalks  are  needed,  while  in  such  narrow 
tborofares  as  Hohe  Strasse  in  Cologne  and  Kalver  Straat  in  Amsterdam, 
the  busiest  shopping  streets  in  these  cities,  the  pedestrians  use  the  road- 
ways as  well  as  the  sidewalks,  especially  in  the  evenings.  In  the  financial 
and  office  districts  of  London,  New  York  and  other  large  cities,  the  same 
use  of  the  entire  street  by  pedestrians  is  often  seen  and  vehicular  traffic  is 
practically  excluded  at  certain  hours  of  the  day.  Where  there  is  special 
need  of  sidewalk  capacity  on  narrow  streets,  the  roadway  is  sometimes 
reduced  to  a  width  which  will  accommodate  but  a  single  vehicle  and  the 
traffic  in  such  streets  is  confined  to  a  single  direction.  It  is  apparent, 
therefore,  that  no  general  principles  as  to  the  relative  amount  of  roadway 
and  sidewalk  space  required  can  be  laid  down. 

18.    Subdivision  of  Wide  Streets 

Exceptionally  Wide  Streets,  of  which  there  are  some  in  every  large 
city,  present  a  special  class  of  problems.  It  is  impossible  to  formulate 
any  but  the  most  general  principles  by  which  plans  for  their  subdivision 
should  be  governed.  Not  only  do  the  conditions  vary  in  each  particular 
case,  but  there  is  a  great  opportunity  for  the  exercise  of  personal  judgment 
and  taste.  A  discussion  of  the  different  conditions  which  may  exist  and 
the  different  ways  in  which  the  same  problem  may  be  solved  will  be  of 
less  value  than  a  few  examples  of  the  treatment  adopted  for  a  number 
of  wide  streets  in  some  of  the  great  cities  of  the  world.  Such  examples 
are  shown  in  Fig.  20.  The  simple  dignity  of  the  Avenue  des  Champs- 
filysees,  260  ft  wide,  with  its  single  roadway  114  ft  in  width,  renders  it  one 
of  the  most  notable  streets  in  the  world,  if  it  is  not  indeed  the  most  nota- 
ble. It  was  a  daring  treatment,  however,  which  could  only  be  successful 
in  euch  a  street  with  the  spacious  Place  de  la  Concorde  at  one  end  mH  *b« 
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Fig.  20.    Showing  Instances  of  the  Subdivision  of  Wide  Streets  in  Various  Cities 

I.  Avenue  des  Champs-filysees,  Paris  VII.  Ring  Strasse,  Vienna 

IL  Stubel-Auee,  Dresden  VIII.  Avenue  Louise,  Brussels 

III.  Adolfe-AUee,    Wiesbaden,    Germany  IX.  Ocean  Parkway,  Brooklyn,  N.  Y. 

IV.  Upper  Broadway,   New  York  City  X.  Avenue  de  Tervueren,  Brussels 

v   0,^,-^k    strasse,    Charlottenburg,  XI.  Kronprinzen    Strasse,    Mannheim, 

"«any  Germany 

taulevard.  New  York  City         XII.  Typical  Boulevard,  Berlin 
XIII.  Boulevard  between  Lille  and  Tourcoing,  Franca 


L    i 
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great  Arc  de  Triomphe  at  the  other.  Streets  of  this  exceptional  width  are 
usually  divided  into  two  or  three  roadways,  one  of  which  is  commonly  re- 
stricted to  pleasure  traffic. 

Surface  Railway  Tracks  are  frequently  located  in  streets  of  this  kind 
and  their  position  varies  greatly,  as  will  appear  from  the  illustrations. 
While  such  tracks  are  sometimes  placed  in  the  wide  roadway  which  is 
especially  adapted  to  pleasure  traffic,  it  is  better  to  put  them  in  the  side 
roadways.  Two  tracks  are  in  some  cases  placed  in  a  single  one  of  the 
side  roadways,  a  serious  objection  to  this  arrangement  being  that  while 
some  of  those  wishing  to  use  the  surface  cars  may  reach  those  going  in 
both  directions  without  crossing  the  central  driveway,  all  who  live  on 
the  other  side  of  the  wide  street  are  obliged  to  cross  the  central  and 
one  side  roadway  in  reaching  or  leaving  cars  going  in  either  direction. 
Railway  tracks  are  occasionally  placed  in  one  of  the  parking  spaces,  but 
it  is  difficult  under  such  circumstances  to  maintain  the  grass  in  good  con- 
dition, and  the  space  used  for  this  purpose  is  neither  a  successful  parked 
area  nor  a  simple  railroad  right-of-way.  A  conspicuously  successful  in- 
stance of  this  treatment  is  found  in  Bismarck  Strasse,  Chariot tenburg, 
where  between  the  municipally  owned  and  operated  surface  railroad  tracks 
excellent  turf  is  maintained,  and  the  space  in  which  the  tracks  are  located 
is  edged  with  flowering  plants,  and  for  a  portion  of  the  distance  by  vines 
planted  at  intervals  festooned  to  standards  placed  midway  between  them. 
Such  success  is  so  rare,  however,  as  to  render  the  plan  an  unsafe  one  to 
follow  under  the  conditions  which  usually  prevail,  especially  where  the 
railway  tracks  are  owned  and  operated  not  by  the  municipality  but  by 
public  service  corporations.  An  instance  of  an  elevated  railroad  located 
in  the  central  part  of  a  very  wide  street  with  space  for  planting  on  each 
aide  of  the  structure  is  shown  in  Fig.  5. 

REGULATIONS  AND  RESTRICTIONS 
19.    Traffic  Regulations 

In  the  Small  City  and  Town  the  problem  of  traffic  regulation  is  a  simple 
one  and  the  increase  in  the  street  use  which  occurs  on  certain  days  adds 
a  certain  amount  of  life  and  interest  which  is  an  agreeable  change  from 
the  monotony  of  existence  in  a  provincial  community.  As  the  town  be- 
comes a  city  and  as  the  city  continues  to  grow  the  increase  in  traffic  results 
la  congestion  with  its  attendant  delays  and  dangers.  The  time  comes 
when  the  free  and  irresponsible  movement  of  vehicles  must  give  way  to  a 
certain  degree  of  control,  and  intelligent  police  control  has  accomplished 
much  in  avoiding  both  danger  and  delay.  Rules  for  traffic  regulation  are 
frequently  resented  when  first  imposed,  but  they  are  soon  found  to  be  for 
the  best  interests  of  both  the  public  and  the  individual  and  are  then  accepted 
and  respected.  The  problem  to-day,  as  stated  in  the  report  for  1913  of  the 
London  Traffic  Branch  of  the  Board  of  Trade,  is  "  to  pass  by  artificial 
regulation  thru  existing  streets  of  inadequate  capacity,  with  safety  to  both 
passengers  and  pedestrians,  a  larger  volume  of  traffic  than  the  streets  would 
accommodate  were  the  movement  of  vehicles  and  pedestrians  left  un- 
controlled." The  electrically  operated  surface  railway  which  has  become 
so  efficient  a  means  of  transportation  in  the  streets,  while  carrying  a  greater 
number  of  passengers  than  any  other  vehicle,  has  preempted  to  its  — 
a  considerable  portion  of  the  roadways  and  interferes  very  seri 
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free-wheeled  vehicle  traffic  which  the  streets  would  otherwise  be  called 
upon  to  accommodate. 

Street  Traffic  Increases  in  a  much  greater  ratio  than  population.  The 
report  of  the  London  Traffic  Branch  of  the  Board  of  Trade  above  referred 
to  gives  the  increase  in  the  number  of  passengers  carried  in  1913  over  the 
number  carried  in  1903  as  50.1%  by  the  underground  railways,  102.2% 
by  the  surface  railways,  91.9%  by  omnibuses,  the  total  number  of  journeys 
per  head,  excluding  those  by  trunk  line  railways,  having  increased  68.3%. 
while  during  the  same  period  the  population  of  greater  London  increased 
only  9%. 

The  Substitution  of  Motor  for  Horse-drawn  Vehicles,  resulting  in  greater 
speed,  allows  fewer  vehicles  to  render  the  same  service.  This  is  strikingly 
shown  by  the  traffic  statistics  of  the  London  motor-buses.  Of  the  increase 
in  the  number  of  passengers  carried  during  the  10  years  from  1903  to 
1913,  66%  took  place  from  1910  to  1912,  the  period  during  which  tha% 
change  in  motive  power  occurred.  But  during  these  10  years  there  was 
an  actual  decrease  of  9.7%  in  the  number  of  omnibuses  operated.  At  the . 
same  time  there  has  been  a  steady  increase  in  the  number  passing  certain 
points  in  busy  streets.  In  Oxford  Street  between  6  and  7  P.M.  the  aver- 
age interval  between  omnibuses  in  each  direction  decreased  from  15££ 
sec  in  1912  to  12>£  sec  in  1913,  while  in  Piccadilly  during  the  same  hour 
the  average  interval  decreased  from  25^£  sec  in  1912  to  18  sec  in  1913. 
While  the  above  statistics  relate  to  the  city  of  London,  they  are  typical  of 
what  is  taking  place  in  other  great  capitals,  and  the  London  figures  have 
been  used  because  this  problem  appears  to  have  been  the  subject  of  more 
serious  study  in  that  city  than  elsewhere. 

The  Number  of  Accidents  in  the  streets  of  a  city  will  naturally  vary 
with  the  density  of  traffic  but  they  will  also  indicate  the  effectiveness  of 
the  methods  employed  for  traffic  regulation.  From  statistics  compiled 
by  the  National  Highway  Protective  Society  and  a  British  Parliamentary 
Committee  appointed  to  study  the  subject,  it  appears  that  during  the 
year  1911  the  fatal  accidents  in  the  streets  of  the  six  largest  cities  of  the 
world  were  as  follows: 


City 


London . . . 
New  York 

Paris 

Chicago. . . 
Berlin 
Vienna. . . 


Fatal 

Accidents 

in  1911 


444 

423 
236 
228 
143 
62 


Population 


7  181  416 
4  766  883 
2  768  398 
2185  283 
2  101938 
2  086  888 


Fatal 

Accidents  per 

100  000  of 

Population 


6.18 

8.87 

8.64 

10.48 


6 
2 


80 
97 


While  London  appears  to  lead  all  of  these  cities  in  the  actual  number  of 
fatal  accidents,  when  population  is  considered  the  streets  of  the  London 
Metropolitan  District  appear  to  be  safer  than  those  of  other  cities  of  more 
than  2  000  000  population  with  the  single  exception  of  Vienna.  The  risk 
of  accident  appears  greatest  in  Chicago,  with  New  York  second,  and  both 
of  the  American  cities  have  a  greater  proportion  of  fatalities  charged  against 
them  than  the  four  cities  of  Europe,  altho  Paris  is  very  little  behind  New 
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Block  System.  Traffic  regulation  has  the  two-fold  purpose  of  facilitat- 
ion movement  and  avoiding  accident-  The  simplest  and  moot  common 
method  of  regulation  U  what  is  known  as  the  block  system  under  which 
all  traffic  at  important  crossings  is  periodically  halted  in  order  to  allow 
thai    on    the   cross 


lated  independently 
of  (he  o  there  there 
are  still  very  annoy- 
ing delays,  passage 
across  one  street  be- 
ing frequently  per- 
mitted just  in  time 
to  allow  the  travel 
to  be  stopped  at  the 
iniing  of  the  next 
street.  An  attempt 
has  lately  been  made 
on  Fifth  Avenue, 
New  York  City,  to 

Mocks  or  half  a  mile 
as  a  unit.  A  police 
officer  is  stationed 
at  each  of  the  cross 
street*.   Oneof  these 

■mete    will    be    of  Fig.  21.    Columbus  Circle.  New  York  City 

such        importance 

that  it  should  control  the  movement  on  the  others.  When  the  avenue 
traffic  is  halted  at  the  controlling  street  a  signal  is  at  once  transmitted  to 
the  other  street  croaaings  within  the  larger  unit  of  control  and  the  same 
halt  is  imposed  at  every  crossing,  so  that  there  is  free  movement  across  the 
e  a'  all  of  the  ten  streets  simultaneously.  When  the  delayed  vehicles 
at  the  controlling  cross  street  have  been  passed 
another  signal  is  transmitted  and  there  is  free  move- 
ment along  the  avenue  for  half  a  mile.  While  this 
plan  has  not  been  given  a  very  extensive  trial,  it 
promisee  to  result  in  freer  movement  for  vehicles. 

Gyratory  System.  At  important  junctions  where 
there  is  an  enlargement  of  the  street  area,  and  es- 
pecially where  there  is  a  circular  space,  the  gyratory 
system  is  frequently  adopted.  This  is  strongly  ad- 
vocated by  William  Phelps  Eno.  who  argues  that 
it  is  capable  of  a  much  wider  use  and  is  even 
adaptable  to  right-angled  crossings,  where  it  would 
do  away  with  the  delays  in  tcparable  from  the  block  system.  An  illustration 
of  the  application  of  the  gyratory  system  to  vehicular  traffic  is  furnished  by 
Columbus  Circle,  New  York,  Fig.  21,  while  Fig.  22  illustrates  its  proposed 
application  to  right-angled  croaaings  of  two  streets  100  ft  in  width  with 
Kfuges  in  each  of  the  streets  and  a  circular  refuge  at  the  intersection  of 


400  Planning  of  Streets  and  Street  Systems  Sect.  7 

the  center  lines  upon  which  a  policeman  could  be  stationed.  Further  infor- 
mation upon  this  subject  will  be  found  in  the  paper  presented  by  Eno  at 
the  Third  International  Road  Congress  held  in  London  in  1913. 

20.    Isles  of  Safety 

Advantages  and  Disadvantages.    Isles  of  safety  are  designed  primarily 
as  refuges  for  pedestrians  crossing  busy  streets,  affording  them  an  oppor- 
tunity after  crossing  the  line  of  traffic  of  vehicles  moving  in  one  direction 
to  stop  and  look  before  crossing  the  part  of  the  roadway  in  which  the  move- 
ment is  in  the  opposite  direction.     Such  refuges  are  in  general  use  in  Lon- 
don, Paris,  and  other  European  cities,  but  much  less  frequently  found  in 
those  of  the  United  States.     It  is  generally  admitted  that  they  offer  some 
obstruction  to  vehicular  traffic,  but  in  European  cities  they  are  considered 
essential  to  safety.     Subways  for  pedestrians  have   been   built  at   busy- 
crossings,  notably  at  the  Bank  of  London  where  the  underground  passage 
extends  entirely  around  the  junction  of  the  several  streets  with  entrances 
for  each  street  and  connections  with  the  underground  railway  stations; 
but  such  subways  are  not  very  generally  used,  the  public  apparently  being 
willing  to  take  the  risk  of  crossing  busy  thorofarcs  on  the  surface  rather 
than  use  the  stairs  leading  to  underground  or  overhead  crossings.     The 
location  of  lamp-posts  or  central  standards  supporting  overhead  trolley 
wires  may,  when  placed  short  distances  apart,  offer  a  certain  degree  of 
protection  to  pedestrians  crossing  the  streets,  but  they  are  considered  so 
Berious  an  obstruction  to  traffic  that  they  are  generally  condemned,  alt  ho 
lamp  standards  of  an  ornamental  design  are  frequently  found  in  the  centers 
of  isles  of  safety,  especially  in  European  cities.     Vehicles  sometimes  strike 
these  refuge  platforms  and  even  mount  them,  to  the  great  danger  of  pedes- 
trians who  may  be  occupying  them — and  in  order  to  prevent  accidents  from 
this  cause  substantial  stone  or  iron  protection  posts  are  frequently  placed 
at  the  ends  and  sometimes  also  at  the  sides  of  these  islands.     It  is  fre- 
quently urged  that  center  refuges  serve  a  useful  purpose  in  the  control  of 
vehicular  traffic,  performing  a  function  somewhat  similar  to  the  subdivision 
of  wide  streets  into  several  roadways,  each  limited  to  traffic  moving  in  a 
single  direction.     Where  the  traffic  movement  is  fairly  uniform  in  both 
directions  at  all  times  of  the  day  this  is  doubtless  true,  as  they  tend  to 
keep  the  vehicles  in  line,  but  where  there  is  a  preponderance  of  movement 
in  one  direction  at  certain  hours  and  in  the  opposite  direction  at  other 
hours  the  roadway  capacity  is  seriously  curtailed.     If  the  movement  in 
one  direction  is  double  that  in  the  other,  two-thirds  of  the  roadway  can 
readily  be  devoted  to  vehicles  moving  in  one  direction,  and  when  the  tide 
tttrhs  this  division  between  lines  of  traffic  will  automatically  be  moved 
to -th*  other  side  of  the  street  axis.     The  isle  of  safety  is  considered  an 
essential  feature  of  the  gyratory  system  of  traffic  regulation  as  applied 
to 'crossings  which  are  right-angled  or  nearly  so,  as  illustrated  by  Fig.  22. 
While  the -introduction  of  islands  of  safety  at  rectangular  intersections  of 
sfcrtets  of  ordinary  width  may  offer  some  obstruction  to  traffic,  they  are 
of " unquestionable  advantage  in  large  open  spaces  where  the  street  junc- 
tions are  irregular.     In  their  absence  it  is  common  practice  to  rope  of£~ 
certain  areas  within  which  vehicular  traffic  is  not  permitted.     The  prv>-- 
tectien  thus  afforded  to  pedestrians  might  be  even  more  effective  it  these"  * 
areas-'  were  converted  into  raised  islands  of  refuge,  alt  ho  the  use  of  tern*-' 
p£  %rds  connected  by  ropes  has  one  advantage,   namely,  "that* 
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they  can  be  removed  or  the  space  enclosed  by  them  may  be  extended  or 
curtailed  at  times  when  the  character  of  the  traffic  at  such  junctions  is 
materially  changed. 

* 

21.    The  Effect  of  the  Motor  Vehicle  upon  the  Street  Plan 

With  the  Increase  in  the  Use  of  the  Motor  Vehicle  new  problems  have 
been  presented  in  street  planning  by  reason  of  the  great  increase  in  the 
Bomber  of  vehicles,  the  increase  in  the  size  and  wheel  loads  of  motor  trucks 
and  the  need  of  providing  parking  spaces  for  vehicles  left  standing  in  the 
streets. 

Parking  of  Motor  Vehicles.  The  greater  speed  and  flexibility  of  the  motor 
vehicle  has  greatly  increased  the  capacity  of  streets  so  far  as  traffic  move- 
ment is  concerned,  but  the  parking  of  motor  cars  along  the  curb,  whether 
parallel  therewith  or  at  right  angles  thereto  or  in  the  center  of  the  roadway 
where  its  width  is  sufficient,  has  reduced  the  available  space  for  moving 
traffic,  and  in  many  cases  roadways  have  had  to  be  widened  at  the  expense 
of  the  sidewalks.  As  the  character  of  the  street  surface  is  generally  im- 
proved motor  traffic  will  become  more  diffused  and  the  problem  so  far 
k  moving  vehicles  are  concerned  will  tend  to  solve  itself,  but  the  increas- 
ing size  of  the  motor  truck  presents  a  serious  problem. 

Influence  of  Width  and  Length  of  Motor  Vehicles.  If  a  street  has  been 
derigned  to  accommodate  four  lines  of  traffic  and  if,  by  reason  of  the  in- 
crease in  the  width  of  vehicles,  only  three  lines  of  traffic  can  be  accom- 
modated, the  traffic  capacity  of  the  street  is  reduced  by  much  more  than 
one-fourth  for  the  reason  that  the  central  space  must  be  occupied  by  vehicles 
moving  in  both  directions  and  the  resulting  interference  will  render  it  of 
relatively  little  use.  Motor  trucks  as  now  constructed  frequently  carry 
on  the  rear  axle  more  than  20  000  lb,  including  the  weights  of  both  vehicle 
and  load.  With  solid  rubber  tires  the  load  per  inch  width  of  tire  reaches 
fcOO  lb  and  this  limit  is  probably  due  to  the  inability  of  such  tires  to  sustain 
any  heavier  load.  The  width  of  such  trucks  has  increased  to  8  ft  in  many 
cues,  while  the  width  of  special  loads,  such  as  plate  glass  carried  flat,  may 
be  still  greater.  The  over-all  length  in  some  cases  is  as  much  as  28  ft, 
i  and  there  is  a  disposition  to  use  trailers  where  the  highway  regulations 
will  permit.  As  trailers  are  now  so  designed  that  they  will  closely  follow 
the  tractor  and  will  not  cut  the  corners  in  making  turns,  some  manufacturers 
of  motor  trucks  have  expressed  the  opinion  that  the  total  length  of  tractor 
and  trailers  may  reach  50  ft.  The  use  of  vehicles  of  this  size  on  streets 
devoted  to  mixed  traffic  is  likely  to  result  in  confusion,  delay  and  danger, 
whQe  it  also  will  necessitate  the  readjustment  of  curb  corners  by  increasing 
their  radius. 

Economic  Loads  and  Speeds.  The  manufacturers  of  commercial  motor 
vehicles  are  naturally  disposed  to  produce  those  which  will  give  the  most 
efficient  results  by  reducing  the  ton-mile  cost  of  moving  their  loads.  If 
this  can  be  accomplished  by  increasing  the  loads,  the  speed  or  the  dimensions 
of  the  vehicles  they  are  likely  to  assume  that  roadway  conditions  will  be 
adapted  to  the  vehicles.  The  cost  of  such  adaptation  would  involve  great 
expense,  which  the  public  will  scarcely  be  willing  to  assume.  It  is  neces- 
sary, therefore,  that  the  manufacturers  devote  more  attention  to  the  prob- 
lem of  adapting  vehicles  to  existing  conditions.  Pavement  crusts  and  their 
foundations  can  so  be  strengthened  as  to  carry  greater  wheel  load?  at 
relatively  little  increased  expense,  but  the  widening  of  streets  and  r~ 
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ways  will  be  so  costly  as  to  be  out  of  the  question.  Fortunately,  the  makers 
of  motor  trucks  appear  to  have  reached  the  conclusion  that  the  cost  per 
ton-mile  of  moving  their  loads  is  lowest  in  the  case  of  a  5-ton  truck  at  a 
speed  of  0  miles  an  hr,  or  a  6-ton  truck  at  7  miles  an  hr,  the  cost  increas- 
ing both  in  the  case  of  lighter  loads  at  higher  speeds  and  in  that  of  heavier 
loads  at  lower  speed*. 

Pennsylvania  Regulations.  There  is  need  also  of  the  adoption  by  munic- 
ipal, county  and  state  authorities  of  regulations  restricting  the  width  and 
wheel  loads  of  vehicles  as  well  as  their  speed.  The  State  of  Pennsylvania 
in  1913  enacted  the  following  law,  which,  however,  appears  to  permit  a 
width  which,  if  used  to  any  great  extent,  may  seriously  restrict  the  capacity 
of  city  streets:  "  No  motor  vehicle  shall  be  registerable  which  shall  exceed 
90  in  outside,  over-all  width  of  vehicle  and  load  combined,  except  that 
motor-buses  for  carrying  passengers,  to  be  used  within  the  city  limits  only, 
in  cities  of  the  first,  second  and  third  classes,  may  be  registered  up  to  100 
in  outside,  over-all  width  of  vehicle  and  load  combined;  or  shall  exceed 
a  maximum  of  24  000  lb,  gross  weight  of  vehicle  and  load  combined ;  or 
shall  exceed  18  000  lb,  maximum  gross  weight  of  vehicle  and  load  combined 
upon  any  axle;  or  shall  exceed  750  lb,  maximum  gross  weight  of  vehicle 
and  load  combined  upon  any  one  wheel,  for  each  nominal  inch  of  width 
of  solid  tire  upon  the  wheel." 

22.    Encroachments  upon  Streets 

The  Obstruction  of  Public  Highways  is  very  common.  There  is  a  natural 
disposition  to  convert  public  property  to  private  use  where  such  action  is 
tolerated,  and  the  most  frequent  instance  of  such  use  is  the  conversion  of 
that  part  of  the  sidewalk  which  does  not  seem  to  be  needed  by  pedestrians 
at  the  time  to  the  convenient  or  profitable  use  of  the  abutting  owner.  The 
exposure  of  goods  for  sale  on  the  sidewalks  in  front  of  shops,  the  loading 
and  unloading  of  bulky  packages  and  barrels  by  means  of  skids  extending 
across  the  sidewalks  with  complete  interruption  of  their  intended  use,  the 
erection  of  permanent  platforms  on  the  parts  of  the  sidewalks  in  front  of 
shops  and  warehouses  handling  heavy  materials,  the  erection  of  storm 
doors,  porches,  steps  to  floors  both  above  and  below  the  street  level,  and 
even  the  storage  of  trucks  and  machinery  in  the  streets  at  night,  are  not 
uncommon  sights  in  many  cities,  whether  the  title  to  these  streets  is  simply 
a  public  easement  for  street  purposes  or  whether  it  is  a  fee  absolute  held  in 
trust  for  the  use  and  benefit  of  the  whole  city.  In  New  York  the  practice 
of  encroaching  upon  streets  by  steps,  porches,  show-windows,  entrances, 
and  even  by  supporting  columns  forming  an  integral  part  of  the  building 
structure,  has  become  so  common  that  the  abutting  owners  have  come 
to  consider  them  entirely  lawful  and  efforts  to  remove  them  are  likely  to 
be  resisted  as  an  invasion  of  their  fully  established  rights. 

The  Case  of  Fifth  Avenue  in  New  York  is  a  conspicuous  but  typical 
instance  of  this  practice.  This  avenue  was  laid  out  and  acquired  at  a 
width  of  100  ft.  The  roadway  was  40  ft  wide  with  sidewalks  of  30  ft  on 
each  side,  but  half  of  the  sidewalk  space  had  for  many  years  been  con- 
verted to  private  use.  Many  costly  buildings  had  been  erected  along  the 
avenue  whose  entrances,  steps,  bay-windows  and  in  many  cases  supporting 
"j,.nin8  and  pilasters  extended  beyond  the  street  lines.  Fences  had  been 
i closing  one-half  the  sidewalk,  and  in  some  cases  sunken  gardens 
ental  planting  occupied  the  space  inside  of  these  fences  or  low 
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walls.  So  long  as  the  street  remained  devoted  to  high-class  residences 
time  encroachments  excited  little  comment  or  criticism,  but  when  the  street 
was  given  over  chiefly  to  business  and  the  vehicular  traffic  was  greatly 
increased,  the  roadway  of  40  ft  became  inadequate  and  it  was  widened  to 
55  ft  with  sidewalks  22  ^  ft  in  width  on  each  side.  The  opposition  to  the 
removal  of  these  obstructions,  which  was  done  at  the  entire  expense  of  the 
abutting  owners,  was  less  than  had  been  anticipated,  and  the  change  was 
found  to  be  so  beneficial,  not  only  to  the  general  public  but  to  the  occu- 
pants of  the  shops,  that  the  same  course  has  been  followed  in  many  other 


American  and  European  Cities.  The  conditions  in  New  York  are  typical 
of  those  found  in  other  American  cities  and  which  frequently  prevail  in 
those  of  Europe  where  such  encroachments  are  sometimes  maintained  by 
private  owners  and  not  infrequently  by  the  city  itself,  altho  investigation 
would  probably  show  that  they  have  existed  for  generations  and  have  not 
been  erected  in  violation  of  public  rights  which  may  have  been  acquired 
and  paid  for  by  the  city.  The  recovery  of  this  space  for  the  public  use 
for  which  it  was  designed  is  naturally  the  first  step  to  be  taken  to  increase 
the  capacity  of  public  streets  which  have  become  congested,  the  space  so 
recovered  being  added  to  the  roadway  where  necessary  or  divided  between 
the  roadway  and  sidewalks.  The  best  way  to  avoid  the  difficulty  and 
■anoyance  of  this  procedure  is  not  to  allow  such  conditions  to  come  about. 
If  there  is  more  space  within  the  street  lines  than  is  needed  for  vehicular 
and  pedestrian  'traffic  for  the  time  being,  that  is  no  reason  why  the  appro- 
priation of  any  portion  of  it  to  private  use  should  be  permitted.  If  the 
roadways  and  sidewalks  are  temporarily  treated  as  described  in  Art.  17, 
adjustment  to  the  increasing  needs  of  traffic  can  be  accomplished  with  a 
minimum  of  annoyance  and  expense. 

28.    Set-Back  Restrictions 

ifaiMfag  lines  Back  of  Street  lines.  In  some  cities  building  lines  are 
established  which  are  a  certain  distance  back  of  the  actual  street  lines, 
but  this  is  really  the  taking  of  private  property  for  public  use  which  is 
generally  forbidden  by  statute  or  constitution  unless  compensation  be 
made.  The  Liverpool  Corporation  Act  of  1908  provides  that  it  shall  not 
be  lawful  to  erect  in  any  street  any  building  or  part  of  a  building  until  the 
IwiMing  fine  for  such  street  has  been  approved  by  the  Corporation,  nor 
beyond  nor  in  front  of  a  building  line  so  approved.  The  building  line  does 
Dot  mean  the  street  line,  but  it  may  be  coincident  with  such  street  line  or 
a  certain  distance  back  of  it.  If  the  Corporation  requires  as  a  condition 
of  its  approval  of  any  plan  the  setting  back  of  the  building  line  to  a  greater 
instance  from  the  street  line  than  one-tenth  of  the  prescribed  width  of  the 
street,  the  Corporation  shall  make  compensation  to  the  owner  of  any  land 
lying  between  such  one-tenth  and  the  building  line  which  may  be  estab- 
lished for  any  damage  sustained  by  him  by  reason  of  his  being  unable 
to  build  upon  the  land.  This  means  that  while  the  municipal  authorities 
may  forbid  the  use  of  a  strip  of  private  property  equal  to  one-tenth  the 
width  of  the  street  without  compensation,  it  must  compensate  the  owner 
if  it  forbids  him  to  build  upon  any  portion  of  his  lot  in  addition  to  a  strip 
of  frontage  equal  in  depth  to  one-tenth  the  width  of  the  street.  While 
laws  of  this  kind  would  almost  invariably  be  contested  in  the  United  St«*~ 
many  real  estate  developers  impose  set-back  restrictions  for  a  tei 
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yean,  seldom  more  than  25  years,  and  the  purchasers  welcome  such  re- 
strictions as  giving  a  certain  distinction  to  the  neighborhood,  and  they 
actually  enhance  the  value  of  the  property  for  residential  purposes,  es- 
pecially where  the  houses  are  detached  and  each  dwelling  is  required  to 
occupy  a  plot  having  not  less  than  a  specified  frontage.  As  in  the  course 
of  time  the  character  of  the  district  changes  and  the  property  becomes 
so  valuable  that  detached  houses  are  too  expensive  a  luxury  for  the  average 
owner,  these  set-back  restrictions  depreciate  values,  as  they  may  prevent 
a  more  intensive  development  by  the  erection  of  apartment  houses  requir- 
ing the  full  depth  of  the  plots.  Consequently,  when  such  restrictions 
expire  they  are  not  likely  to  be  renewed  unless  the  character  of  the  neighbor- 
hood remains  unchanged  or  the  property  has  not,  as  a  result  of  improved 
transit  with  greater  accessibility  and  the  greater  development  of  the  con- 
tiguous districts,  become  too  valuable  for  continued  use  for  detached  houses. 
If  such  restrictions  could  be  permanently  maintained,  the  problem  of  street 
widening  to  provide  additional  traffic  capacity  would  be  greatly  simplified. 

In  Some  Cities  the  Widening  of  Old  Streets  is  accomplished  by  pro- 
gressively setting  back  the  building  line,  this  being  accomplished  by  a 
provision  that  all  new  buildings  which  are  erected  or  all  old  buildings  which 
are  remodeled  must  conform  with  a  new  line  some  distance  back  of  the 
former  street  line,  the  property  thus  relinquished  to  public  use  being  ac- 
quired and  paid  for  at  the  time  of  the  change.  This  plan  has  the  advantage 
of  allowing  the  expense  of  the  change  to  be  spread  over  a  number  of  years 
and  avoiding  the  element  of  building  damage,  but  there  is  the  disadvantage 
of  a  ragged  and  unsightly  street  line  during  the  period  of  transformation 
and  it  would  in  most  cases  be  thought  better  to  do  the  work  at  once  and 
have  it  over  with  than  allow  it  to  be  carried  over  a  long  term  of  years. 
Some  of  the  expensive  street  widenings  in  Paris  and  other  European  cities 
have  been  accomplished  in  this  progressive  manner  but  it  is  rarely  if  ever 
adopted  by  American  cities. 

Restrictions  Imposed  by  Private  Developers.  In  the  case  of  private 
developments  where  streets  have  been  laid  out  in  advance  of  the  adoption 
of  a  final  plan  and  the  buildings  have  been  set  back  under  restrictions 
imposed  by  the  developer,  it  is  frequently  thought  best,  when  making  the 
final  plan,  to  give  the  street  a  more  generous  width,  which  could  often 
be  done  witho.it  any  damage  to  buildings.  This,  however,  is  likely  tc 
meet  with  objection  on  the  part  of  the  owners  who  regard  as  their  own 
property  the  space  between  their  houses  and  the  alleged  street  line  accord- 
ing to  which  they  bought,  even  tho  they  have  made  no  use  of  it  and  cannot 
use  it  during  the  term  covered  by  the  life  of  the  restrictions.  In  sucl 
cases  these  objections  to  the  proposed  new  street  lines  may  be  overcome 
by  an  agreement  on  the  part  of  the  city  that  the  roadway,  which  is  ha 
most  instances  not  yet  paved,  may  be  considerably  reduced  in  width,  re- 
sulting in  a  much  smaller  assessment  for  paving. 

24.    Arrangement  of  Buildings 

The  Regulation  of  the  Proportion  of  Building  Plots  which  may  be   oc- 
cupied is  now  considered  a  proper  exercise  of  municipal  authority  as   it  jf 
essential  to  good  sanitation  and  a  reasonable  supply  of  light  and  air,    and 
+*»*»••■  ^^ristence  or  non-existence  will  greatly  influence  the  design   of    th€ 
**m.     Such  regulations  vary  greatly  in  different  countries  and  in 
*  cities  of  the  same  country. 
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Foreign  Practice.     The  moat  stringent  and  specific  are  those  of  German 
cities,  several  examples  of  which  will  be  given.      In  Berlin  the  proportion 
of  any  lot  which  may  be  built  upon  depends  upon  the  area  of  the  lot  and 
its  location.      For  all  lots  up  to  32  m  (IDS  ft)  in  depth  the  regulations  are 
amilar  for  all  portions  of  the  city,  both  within  and  without  the  former 
walls:   for  the  purpose  of  computing  the  portion  which  may  be  built  upon, 
the  lot  is  divided  into  stripe  or  tones,  the  first  of  which  extends  from  the 
building  line  to  a  depth 
of  6  m  (20  ft).  the  sec- 
ond from  the  6-m  line 
le  a  depth   of   32  m 
!  105  ft)  from  the  build- 
ing line.      On  the  first 
(trip   the    entire   area 
may  be  covered;  on  the 
■econd    strip    70%   of 
the      area     may     be 
covered,   while   if   the 
lot  is  deeper  than  32  m 
(106  ft)    60%   of  the 
area  back  pf  the  32-m 
ilOS-ft)    line    may    be 
built  upon  if  it  lies  in- 

nils  and  five-tenths 
if  without  the  old 
walla.  Id  computing 
the  area  which  may  be 
occupied,  the  areas  up- 
on which  building  is 
permitted  on  the  differ- 
ent strips  are  added 
together  and  the  resul- 
ting total  area  may  be 
occupied  by  buildings 
without  regard  to  the 
proportion  so  occupied 
on  any  one  of  the  strips. 

In       DrSBfcLDORF 

there    are    five   lones 

each  for  Which  the  pro"!  ^t'^SSswVftffi?1  <Mh  *?"""* 

portion  of  the  lot  which      They  m*y   be   Used   which"*.  Im  Jupon  Specific 

Bay  be  built   upon   is      Aran  by  the  City  of  Leipzig 

prescribed.        In    sone 

;  one  there  are  three  classes,  in  one  of  which  66.7%  of  the  lot  may  be  covered, 
in  another  50%  if  there  are  rear  buildings,  and  in  the  third  75%,  provided 

,  the  buildings  are  not  more  than  10  m  (33  ft)  or  two  stories  in  height,  fn 
the  second  tone  there  are  also  three  classes,  in  one  of  which  50%  of  the 
lots  may  bo  covered  by  buildings,  in  another  40%  if  there  are  rear  build- 
iags.  and  in  the  third  60%  for  buildings  accommodating  from  one  to  four 
familiee  and  even  more  than  four  familes  if  there  are  not  more  than  *■— 
apartments  on  each   floor.     The  third,   fourth  and  fifth  sonea  have 
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five  and  three  classes  respectively,  the  proportion  of  the  lots  which  may 
be  covered  being  gradually  decreased  until  in  some  cases  not  more  than 
30%  of  the  lot  may  be  built  upon.  The  detail  with  which  regulations  of 
this  kind  are  prescribed  by  the  German  cities  is  illustrated  by  Fig.  23, 
showing  those  applying  to  a  restricted  area  in  the  city  of  Leipzig. 

In  Great  Britain  such  regulations  are  less  precise  and  there  is  a  greater 
similarity  between  those  in  force  in  different  cities.  In  Birmingham,  for 
example,  the  regulations  provide  that  all  new  buildings  shall  be  so  erected 
as  to  leave  in  the  rear  an  open  space  having  an  aggregate  area  of  not  less 
than  300  sq  ft  which  shall  be  free  from  any  structure  above  the  ground 
level  except  water-closets,  earth-closets  or  ash-pits. 

American  Practice.  In  the  United  States  some  cities  have  more  drastic 
regulations  than  others,  but  in  no  cases  have  they  been  worked  out  in  such 
great  detail  as  in  Germany.  The  laws  and  ordinances  governing  open 
spaces  are  found  in  building  codes,  health  regulations,  factory  and  labor 
laws,  and  the  city  ordinances. 

In  New  York,  dwelling  houses  accommodating  not  more  than  two  families 
may  cover  90%  of  the  lot;  hotels  may  occupy  90%  of  interior  and  95% 
of  corner  lots  above  the  second  floor,  but  for  each  and  every  story  over 
five  an  additional  2.5%  of  the  lot  must  be  left  free,  so  that  at  the  fifteenth 
floor  35%  of  interior  and  30%  of  corner  lots  must  be  left  open;  office  build- 
ings located  on  interior  lots  may  cover  90%  of  the  lots,  while  on  corner 
lots  having  an  area  of  3000  sq  ft  or  less  they  may  cover  the  entire  lot; 
tenement  houses  accommodating  three  or  more  families  may  cover  90% 
of  corner  lots  having  an  area  of  not  more  than  3000  sq  ft,  but  on  interior  lota 
30%  of  the  space  must  remain  open. 

In  Chicago,  tenement  houses  may  not  be  built  nearer  than  10  ft  to  the 
rear  lot  line,  except  that  when  the  lot  abuts  upon  a  public  alley  the  rear 
line  of  the  building  may  be  within  16  ft  of  the  opposite  side  of  the  alley. 
Rear  buildings  may  be  erected  on  a  lot  only  on  condition  that  the  minimum 
distance  between  front  and  rear  buildings  is  10  ft  and  that  neither  building 
exceeds  one  story  in  height,  an  additional  5  ft  being  added  to  the  minimum 
distance  for  every  story  more  than  one  of  the  higher  building  on  the  lot 
provided  that  a  one-story  building  not  used  for  habitation  may  be  placed 
on  the  rear  of  a  lot  containing  a  tenement  house  if  a  minimum  distance  oi 
10  ft  between  the  buildings  is  maintained  at  every  point. 

In  Philadelphia,  the  only  regulation  is  that  no  building  for  dwelling 
purposes  shall  have  a  frontage  of  less  than  14  ft  and  that  at  least  144  8q  f \ 
of  the  lot  shall  be  left  open. 

Boston  requires  that  where  tenement  houses  have  no  open  space  ox 
either  side  they  must  have  a  yard  the  full  width  of  the  building  at  least 
12  ft  in  depth  in  the  rear  and  the  building  must  not  exceed  1800  sq  ft  j^ 
area. 

26.    Height  Limitations 

Legal  Restrictions.  While  the  need  of  regulations  governing  the  arrange- 
ment  of  buildings  and  the  amount  of  space  which  must  be  left  open  are  sc 
obvious  that  they  are  not  likely  to  be  opposed,  those  which  are  desigtlej 
to  limit  the  height  of  buildings  are  not  always  accepted  as  reasonable.  The 
erection  of  office  buildings  to  any  height  which  the  owner  finds  practicable 
has  been  carried  so  far  that  a  serious  situation  has  been  created.  "When 
b"*u  : — lose  proximity  to  each  other  they  not  only  rob  their  neighbors  0< 
and  darken  the  Btreets,  but  the  congestion  in  the  adjoixun 
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streets  greatly  interferes  with  free  movement.  American  cities  are  just 
beginning  to  realise  the  seriousness  of  this  problem  and  efforts  are  being 
made  to  solve  it.  Either  the  street  must  be  widened  or  the  height  of 
buildings  must  be  limited.  Street  widenings  after  the  erection  of  tall  and 
costly  buildings  involve  prohibitive  expense,  and  the  only  feasible  remedy 
appears  to  be  the  imposition  of  reasonable  height  limitations  before  it  is 
too  late. 

Foreign  Practice.  Berlin  limits  the  height  of  buildings  to  the  width  of 
the  street  upon  which  they  front  measured  between  the  building  lines, 
bat  there  is  a  general  regulation  that  the  fronts  of  no  buildings  for  habita- 
tion may  exceed  five  stories  in  height  altho  the  roof  may  be  carried  to  a 
greater  height  provided  no  part  of  it  projects  beyond  a  line  drawn  at  45° 
back  from  the  top  of  the  front  wall.  In  the  case  of  rear  buildings  or  those 
fronting  upon  inside  courts,  which  are  too  common  in  this  and  other  German 
cities,  the  limits  of  height  are  governed  by  the  dimensions  of  the  court, 
but  the  height  may  not  exceed  by  more  than  6  m  (20  ft)  the  width  of  the 
court  on  which  they  front,  and  in  no  case  may  it  exceed  22  m  (72  ft). 

DcasKLDORF  prescribes  the  following  height  limitations  for  each  of  the 
five  zones  referred  to  in  Art.  24:  Zone  one,  20  m  (66  ft);  sones  two  and 
three,  16  m  (52  ft)  or,  where  four  stories  are  allowed,  20  m  (66  ft) ;  sone 
four,  16  m  (52  ft) ;  sone  five,  13  m  (43  ft)  or,  where  three  stories  are  allowed, 
16  m  (52  ft).  In  none  of  the  sones,  however,  may  the  height  of  buildings 
exceed  the  width  of  the  streets  upon  which  they  abut. 

Birmingham  prohibits  the  erection  of  any  building  to  a  greater  height 
than  100  ft,  and,  while  Liverpool  restricts  the  height  of  dwellings  erected 
in  new  streets  to  the  width  of  the  street  between  opposite  buildings,  there 
is  do  limit  to  the  height  to  which  business  buildings  may  be  carried. 

American  Practice.  In  the  United  States  the  regulations  respecting 
permissible  heights  of  buildings  vary  greatly,  and  in  most  places  the  per- 
missible height  is  so  great  as  to  present  no  real  limitation.  In  New  York, 
while  the  tenement  house  and  other  special  laws  imposed  a  virtual  limit 
upon  the  height  of  certain  classes  of  buildings,  there  was,  prior  to  July  25, 
1916,  no  direct  limit  prescribed  by  statute  or  ordinance  except  that  which 
restricted  buildings  used  as  dwellings  to  a  height  of  one  and  a  half  times  the 
width  of  the  widest  abutting  streets.  Office  buildings  could  be  carried  to 
any  height,  the  tallest  building  of  this  class  yet  erected  being  752  ft  above 
the  street  level 

In  Chicago,  tenements  or  dwelling  houses  may  not  exceed  by  more  than 
one-half  the  width  of  the  widest  street  on  which  they  front,  buildings  which 
aie  set  back  from  the  street  line  being  allowed  to  add  the  amount  of  such 
set-back  to  the  street  width  in  computing  the  allowable  height.  Fire-proof 
office  and  business  buildings  may  be  carried  to  a  height  of  200  ft  above  the 
sidewalk,  this  limit  having  been  reduced  from  260  ft  on  September  1,  1911. 
Philadelphia  imposes  no  restrictions  whatever  upon  building  heights.  In 
Boston,  buildings  in  the  business  section  may  not  exceed  two  and  one-half 
times  the  street  width  and  in  no  case  may  be  more  than  125  ft  high.  In 
other  parts  of  the  city  the  limit  is  80  ft,  except  where  but  one  side  of  the 
street  is  built  upon  or  where  a  street  is  80  ft  or  more  in  width,  when  the 
height  may  be  100  ft 

Washington  imposes  a  height  limit  of  160  ft  for  buildings  on  Penn- 
sylvania Avenue;  20  ft  more  than  the  street  width  on  other  business  streets, 
with  a  flat  limit  of  130  ft;  85  ft  on  residential  streets,  provided  that  on 
streets  over  70  ft  wide  the  height  may  not  exceed  the  street  width  - 
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10  ft;  60  ft  on  streets  from  60  to  70  ft  wide,  and  the  street  width  where 
that  width  is  less  than  60  ft. 

Charleston,  New  Orleans,  Cleveland  and  Fort  Wayne  restrict 
building  heights  to  two  and  one-half  times  the  width  of  the  widest  street 
with  absolute  limits  of  125  ft  in  Charleston,  160  ft  in  New  Orleans,  and 
200  ft  in  Cleveland  and  Fort  Wayne.  Buffalo  and  Rochester  limit  the 
height  to  four  times  the  average  least  dimension  of  the  building  without 
specific  limit  in  feet,  while  Toronto  permits  a  height  of  five  times  the  least 
dimension  with  an  absolute  limit  of  130  ft. 

New  York  City  Limitations,  1916.  On  July  25,  1916,  the  Board  of  Esti- 
mate and  Apportionment  of  the  City  of  New  York  adopted  a  comprehensive 
plan  for  the  regulation  of  building  heights.  These  regulations  were  recom- 
mended by  a  commission  created  for  the  purpose,  and  were  presented  pf  ter 
thoro  study  and  many  public  hearings,  and  were  almost  unanimously  ap- 
proved by  all  of  the  interests  represented  at  the  hearings.  The  regulations 
contained  in  Art.  Ill,  "  Height  Districts,"  are  as  follows: 

"  Height  Districts.  For  the  purpose  of  regulating  and  limiting  the  height  and 
bulk  of  buildings  hereafter  erected,  the  City  of  New  York  is  hereby  divided  into  five 
classes  of  districts:  (1)  One  times  districts,  (2)  one  and  one-quarter  times  districts, 
(3)  one  and  one-half  times  districts,  (4)  two  times  districts,  (5)  two  and  one-half  times 
districts;  as  shown  on  the  height  district  map  which  accompanies  this  resolution 
and  is  hereby  declared  to  be  part  hereof.  The  height  districts  designated  on  said 
map  are  hereby  established.  The  height  district  map  designations  and  map  designa- 
tion rules  which  accompany  said  height  district  map  are  hereby  declared  to  be  part 
thereof.  No  building  or  part  of  a  building  shall  be  erected  except  in  conformity  with  the 
regulations  herein  prescribed  for  the  height  district  in  which  such  building  is  located. 

1.  In  a  one  times  district  no  building  shall  be  erected  to  a  height  in  excess  of 
the  width  of  the  street,  but  for  each  1  ft  that  the  building  or  a  portion  of  it  sets  back 
from  the  street  line  2  feet  shall  be  added  to  the  height  limit  of  such  building  or  such 
portion  thereof. 

2.  In  a  one  and  one-quarter  times  district  no  building  shall  be  erected  to  a  height 
in  excess  of  one  and  one-quarter  times  the  width  of  the  street,  but  for  each  1  ft  that 
the  building  or  a  portion  of  it  sets  back  from  the  street  line  2  H  ft  shall  be  added  to 
♦he  height  limit  of  such  building  or  such  portion  thereof. 

3.  In  a  one  and  one-half  times  district  no  building  shall  be  erected  to  a  height  in 
axcess  of  one  and  one-half  times  the  width  of  the  street,  but  for  each  1  ft  that  the 
building  or  a  portion  of  it  sets  back  from  the  street  line  3  ft  shall  be  added  to  the  height 
limit  of  such  building  or  such  portion  thereof. 

4.  In  a  two  times  district  no  building  shall  be  erected  to  a  height  in  excess  of 
twice  the  width  of  the  street,  but  for  each  1  ft  that  the  building  or  a  portion  of  it  sets 
back  from  the  street  line  4  ft  shall  be  added  to  the  height  limit  of  such  building  or 
such  portion  thereof. 

5.  In  a  two  and  one-half  times  district  no  building  shall  be  erected  to  a  height  in 
excess  of  two  and  one-half  times  the  width  of  the  street,  but  for  each  1  ft  that  the 
building  or  a  portion  of  it  sets  back  from  the  street  line  5  ft  shall  be  added  to  the 
height  limit  of  such  building  or  such  portion  thereof. 

"  Height  District  Exceptions.  1.  On  streets  less  than  50  ft  in  width  the  same 
height  regulations  shall  be  applied  as  on  streets  50  ft  in  width  and,  except  for  the 
purposes  of  paragraph  4  of  this  section,  on  streets  more  than  100  ft  in  width  the  same 
height  regulations  shall  be  applied  as  on  streets  100  ft  in  width. 

2.  Along  a  narrower  street  near  its  intersection  with  a  wider  street,  any  building 
or  any  part  of  any  building  fronting  on  the  narrower  street  within  100  ft,  measured 
at  right  angles  to  the  side  of  the  wider  street,  shall  be  governed  by  the  height  regula- 
tions provided  for  the  wider  street.  A  corner  building  on  such  intersecting  streets 
shall  be  governed  by  the  height  regulations  provided  for  the  wider  street  for  150  ft 
from  the  side  of  such  wider  street,  measured  along  such  narrower  street. 

a  a  hove  the  height  limit  at  any  level  for  any  part  of  a  building  a  dormer,  elevator 
'  t  other  structure  may  be  erected  provided  its  frontage  length  on  any  given 
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be  not  greater  than  60%  of  the  length  of  such  street  frontage  of  such  part  of 
the  building.  "Such  frontage  length  of  such  structure  at  any  given  level  shall  be  de- 
creased by  an  amount  equal  to  1  %  of  such  street  frontage  of  such  part  of  the  building 
far  every  foot  such  level  is  above  such  height  limit.  If  there  are  more  than  one  such 
structure,  their  aggregate  frontage  shall  not  exceed  the  frontage  length  above  per- 
mitted at  any  given  level. 

4.  II  the  area  of  the  building  is  reduced  so  that  above  a  given  level  it  covers  in 
the  aggregate  not  more  than  25  %  of  the  area  of  the  lot,  the  building  above  such  level 
shall  be  excepted  from  the  foregoing  provisions  of  this  article.  Such  portion  of  the 
building  may  be  erected  to  any  height,  provided  that  the  distance  which  it  sets  back 
from  the  street  line  on  each  street  on  which  it  faces,  plus  half  of  the  width  of  the  Btreet, 
equals  at  least  75  ft.  But  for  each  1  %  of  the  width  of  the  lot  on  the  street  line  that 
such  street  wall  is  less  in  length  than  such  width  of  the  lot,  such  wall  may  be  erected 

4  in  nearer  to  the  street  line. 

5.  *When  at  the  time  plans  are  filed  for  the  erection  of  a  building  there  are  build- 
mgs  in  excess  of  the  height  limits  herein  provided  within  50  ft  of  either  end  of  the 
street  frontage  of  the  proposed  building  or  directly  opposite  such  building  across  the 
street,  the  height  to  which  the  street  wall  of  the  proposed  building  may  rise  shall  be 
increased  by  an  amount  not  greater  than  the  average  excess  height  of  the  walls  on 
the  street  line  within  50  ft  of  either  end  of  the  street  frontage  of  the  proposed  building 
■ad  at  right  angles  to  the  street  frontage  of  the  proposed  building  on  the  opposite 
side  of  the  street.  The  average  amount  of  such  excess  height  shall  be  computed  by 
adding  together  the  excess  heights  above  the  prescribed  height  limit  for  the  street 
frontage  in  question  of  all  of  the  walls  on  the  street  line  of  the  buildings  and  parts 
of  buildings  within  the  above  denned  frontage  and  dividing  the  sum  by  the  total 
namber  of  buildings  and  vacant  plots  within  such  frontage. 

6.  Nothing  in  this  article  shall  prevent  the  projection  of  a  cornice  beyond  the 
street  wall  to  an  extent  not  exceeding  5%  of  the  width  of  the  street  nor  more  than 

5  ft  in  any  case.  Nothing  in  this  article  shall  prevent  the  erection  above  the  height 
mart  of  a  parapet  wall  or  cornice  solely  for  ornament  and  without  windows  extending 
above  such  height  limit  not  more  than  5%  of  such ,  height  limit,  but  such  parapet 
wall  or  cornice  may  in  any  case  be  at  least  5  }•$  ft  high  above  such  height  limit. 

7.  The  provisions  of  this  article  shall  not  apply  to  the  erection  of  church  spires, 
betfries,  chimneys,  flues,  or  gas  holders. 

8.  Where  not  more  than  50  ft  of  a  street  frontage  would  otherwise  be  subjected 
to  a  height  limit  lower  than  that  allowed  immediately  beyond  both  ends  of  such 
frontage,  the  height  limit  on  such  frontage  shall  be  equal  to  the  lesser  of  such  greater 
height  limits. 

9.  If  an  additional  story  or  stories  are  added  to  a  building  existing  at  the  time  of 
the  passage  of  this  resolution,  the  existing  walls  of  which  are  in  excess  of  the  height 
limits  prescribed  in  this  article,  the  height  limits  for  such  additional  story  or  stories 
fhall  be  computed  from  the  top  of  the  existing  walls  as  tho  the  latter  were  not  in  excess 
of  the  prescribed  height  limits  and  the  carrying  up  of  existing  elevator  and  stair  en- 
closures shall  be  exempted  from  the  provisions  of  this  article." 

26.    Restrictions  as  to  the  Use  of  Property 

The  existence  of  regulations  respecting  the  uses  to  which  property  may 
he  put  and  the  establishment  of  districts  within  which  certain  activities 
■hall  be  confined  will  control  to  a  large  degree  the  arrangement  of  the  streets 
and  the  block  dimensions  in  the  different  parts  of  a  city. 

Foreign  Practice.  In  this  respect,  also,  the  German  cities  have  gone 
further  than  have  those  of  other  countries  in  th?ir  efforts  to  define  the 
character  of  different  districts  and  to  maintain  that  character  when  es- 
tablished. The  factory  districts  are  naturally  located  along  the  lines  of 
rail  or  water  transportation,  but  their  position  with  respect  to  the  remainder 
(A  the  city  is  often  determined  by  the  direction  of  the  prevailing  winds,  in 
order  that  smoke  and  odors  may  not  become  a  nuisance  in  the  business 
and  residential  districts. 
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American  Practice.  A  number  of  American  cities  have  adopted  district 
regulations,  but  none  of  them  have  gone  as  far  in  this  respect  as  Los  Angeles. 
By  an  ordinance  enacted  in  1909  this  entire  city,  with  the  exception  of  two 
suburbs,  is  divided  into  industrial  and  residential  districts,  there  being  25 
of  the  former  and  but  one  of  the  latter.  The  industrial  districts  are  widely 
scattered  and  the  residential  district  includes  the  remaining  area  so  that  it 
entirely  surrounds  many  of  the  industrial  districts  and  really  covers  the 
entire  city  with  limited  areas  taken  out  here  and  there.  Provision  is  also 
made  for  residence  exceptions  within  the  residential  district  where  business 
is  permitted  subject  to  certain  conditions,  and  58  of  these  exceptions  have 
been  designated.  The  industrial  districts  vary  greatly  in  size  and  shape, 
the  largest  including  an  area  of  several  square  miles  and  the  smallest  a 
single  lot.  They  are  generally  confined  to  one  part  of  the  city  and 
their  combined  area  is  about  one-tenth  that  of  the  residential  district. 
Seattle  adopted  a  building  code  in  1913  which  imposes  restrictions  upon 
the  use  to  which  property  within  the  city  may  be  put,  while  the  State 
Legislature  of  Maryland  has  regulated  the  use  of  property  within  certain 
parts  of  Baltimore.  The  State  of  New  York  in  1913  authorized  the  munic- 
ipal legislative  body  in  any  city  of  the  second  class,  on  petition  of  two- 
thirds  of  the  property  owners  affected,  to  establish  residential  districts 
within  which  no  buildings  other  than  single  or  two-family  dwellings  may 
be  erected.  In  1912  the  Massachusetts  Legislature  gave  authority  to  any 
city  or  town  in  the  State,  except  Boston,  which  was  covered  by  special  acts, 
to  regulate  the  height,  area  and  location  and  use  of  buildings  and  other 
structures  within  the  whole  or  any  denned  part  of  its  limits,  excepting, 
however,  bridges,  wharves  and  structures  under  control  of  and  occupied 
by  the  National  or  State  Government.  Minnesota  has  authorized  the  cities 
of  Minneapolis,  St.  Paul  and  Duluth  to  establish  residential  and  industrial 
districts  by  a  two-thirds  vote  of  the  municipal  legislative  bodies,  and  Wis- 
consin has  conferred  similar  powers  upon  eight  of  the  principal  cities  of 
the  State.  The  Provincial  Legislature  of  Ontario  has  authorised  the 
councils  of  cities  of  more  than  100  000  population  to  restrict  the  erection 
of  buildings  to  certain  classes  in  designated  parts  of  the  city,  and  Toronto, 
acting  under  this  authority,  has  prescribed  the  use  to  which  property  may 
be  put  in  a  considerable  portion  of  the  city. 

New  York  City  Restrictions,  1916.  The  most  recent  regulations  affecting 
the  use  of  property  are  those  adopted  by  the  Board  of  Estimate  and  Ap- 
portionment of  the  City  of  New  York  on  July  25,  1916,  as  part  of  the 
general  scheme  of  building  and  use  regulations  referred  to  in  the  preceding 
Article.  The  use  restrictions  are  indicated  by  a  map  covering  the  entire 
City,  upon  which  is  designated  the  use  to  which  property  abutting  on  every 
street  in  the  City  may  be  put.  The  general  regulations  contained  in  Art. 
II,  "  Use  Districts,"  are  as  follows: 

"  Use  Districts.    For  the  purpose  of  regulating  and  restricting  the  location  of  trades 
and  industries  and  the  location  of  buildings  designed  for  specified  uses,  the  City  of 
New  York  is  hereby  divided  into  three  classes  of  districts:     (1)  Residence  districts, 
(2)  business  districts,  and  (3)  unrestricted  districts;  as  shown  on  the  use  district  map 
which  accompanies  this  resolution  and  is  hereby  declared  to  be  part  hereof.    The  use 
districts  designated  on  said  map  are  hereby  established.    The  use  district  map  desig- 
nations and  map  designation  rales  which  accompany  said  use  district  map  are  hereby 
declared  to  be  part  thereof.    No  building  or  premises  shall  be  erected  or  used  for  any 
••»•—»—  ">ther  than  a  purpose  permitted  in  the  use  district  in  which  such  building  or 
>*ated. 
Districts.    In  a  residence  district  no  building  shall  be  erected  other 
,  with  its  usual  accessories,  arranged,  intended  or  designed  exclusively 
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lor  one  or  more  of  the  following  specified  uses:  (1)  Dwellings,  which  shall  include 
dwellings  for  one  or  more  families,  and  boarding  houses,  and  also  hotels  which  have 
80  or  more  sleeping  rooms;  (2)  dubs,  excepting  dubs  the  chief  activity  of  which  is 
i  service  customarily  carried  on  as  a  business;  (3)  churches;  (4)  schools,  libraries  or 
pohue  museums;  (5)  philanthropic  or  eleemosynary  uses  or  institutions,  other  than 
correctional  institutions;  (6)  hospitals  and  sanitariums;  (7)  railroad  passenger  sta- 
tions;  (8)  fanning,  truck  gardening,  nurseries  or  greenhouses. 

"In  a  residence  district  no  building  or  premises  shall  be  used  for  any  use  other  than  a 
sat  above  specified  for  which  buildings  may  be  erected  and  for  the  accessory  uses 
esstomarily  incident  thereto.  The  term  accessory  use  shall  not  include  a  business  nor 
shall  it  include  any  building  or  use  not  located  on  the  same  lot  with  the  building  or 
bsb  to  which  it  is  accessory.  A  private  garage  for  more  than  five  motor  vehides 
shall  not  be  deemed  an  accessory  use. 

"Business  Districts.  1.  In  a  business  district  no  building  or  premises  shall  be 
used,  and  no  building  shall  be  erected  which  is  arranged,  intended  or  designed  to 
be  used,  for  any  of  the  following  specified  trades,  industries  or  uses:  Ammonia, 
chlorine  or  bleaching  powder  manufacture;  asphalt  manufacture  or  refining;  assaying, 
ether  than  gold  or  silver;  blacksmithing  or  horseshoeing;  boiler  making;  brewing  or 
***JM*»g  of  liquors;  carpet  cleaning;  celluloid  manufacture;  crematory;  distillation 
of  coal,  wood  or  bones;  dyeing  or  dry  cleaning;  dectric  central  station  power  plant; 
bt  rendering;  fertilizer  manufacture;  garage  for  more  than  five  motor  vehides,  not 
including  a  warehouse  where  motor  vehides  are  received  for  dead  storage  only,  and 
sot  induding  a  salesroom  where  motor  vehides  are  kept  for  sale  or  for  demonstration 
only;  gas,  illuminating  or  heating,  manufacture  or  storage:  glue,  size  and 
manufacture;  incineration  or  reduction  of  garbage,  offal,  dead  animals  or 
iron,  sted,  brass  or  copper  works;  junk,  scrap  paper  or  rag  storage  or  baling; 
lamp-black  manufacture;  lime,  cement  or  plaster  of  Paris  manufacture;  milk  bottling 
and  distributing  station;  oildoth  or  linoleum  manufacture;  paint,  oil  varnish  or  turpen- 
tine manufacture;  petroleum  refining  or  storage;  printing  ink  manufacture;  raw  hides 
sr  skins,  storage,  curing  or  tanning;  repair  shop  for  motor  vehides;  rubber  manu- 
facture from  the  crude  material;  saw  or  planing  mill;  shoddy  manufacture  or  wool 
scouring;  slaughtering  of  animals;  smdting;  soap  manufacture;  stable  for  more 
than  live  horses;  starch,  glucose  or  dextrine  manufacture;  stock  yards;  stone  or 
nonunwntal  works;  sugar  refining;  sulphurous,  sulphuric,  nitric  or  hydrochloric  acid 
manufacture;  tallow,  grease  or  bird  manufacturing  or  refining;  tar  distillation  or 
saurafaeture;  tar  roofing  or  tar  waterproofing  manufacture. 

2.  In  a  business  district  no  building  or  premises  shall  be  used,  and  no  building 
shall  be  erected,  which  is  arranged,  intended  or  designed  to  be  used  for  any  trade, 
industry  or  use  that  is  noxious  or  offensive  by  reason  of  the  emission  of  odor,  dust, 
smoke,  gas  or  noise;  but  car  barns  or  places  of  amusement  shall  not  be  exduded. 

1  In  t  business  district  no  building  or  premises  shall  be  used,  and  no  building 
■hall  bo  erected,  which  is  arranged,  intended  or  designed  to  be  used  for  any  kind  of 
ssanufaeturing,  except  that  any  kind  of  manufacturing  not  induded  within  the  pro- 
hibitions of  paragraphs  1  and  2  of  this  section  may  be  carried  on  provided  not  more 
than  26%  of  the  total  floor  space  of  the  building  is  so  used,  but  space  equal  to  the 
area  of  the  lot  may  be  so  used  in  any  case,  altho  in  excess  of  said  25  %.  The  printing 
of  a  newspaper  shall  not  be  deemed  manufacturing.  No  use  permitted  in  a  residence 
district  by  section  on  'Residence  Districts'  shall  be  excluded  from  a  business  district. 

"  Unrestricted  Districts.  The  term  'unrestricted  districts'  is  used  to  designate  the 
districts  for  which  no  regulations  or  restrictions  are  provided  by  this  article. 

"Rxistmg  Buildings  and  Premises.  In  any  building  or  premises  any  lawful  use 
**^^^g  therein  at  the  time  of  the  passage  of  this  resolution  may  be  continued  therein, 
altho  not  conforming  to  the  regulations  of  the  use  district  in  which  it  is  maintained, 
sr  saeh  use  may  be  changed  or  converted  or  extended  thruout  the  building,  provided, 
m  either  case,  thst  no  structural  alterations,  except  as  required  by  existing  laws  and 
ordinances,  are  made  therein  and  no  new  building  is  erected,  and  provided  further 
that:  (1)  In  a  residence  district  no  building  or  premises  unless  now  devoted  to  a  use 
that  1s  by  section  on  'Business  Districts'  prohibited  in  a  business  district,  shall  be 
converted  to  such  use;  and  (2)  in  a  residence  or  business  district  no  building  or 
standees  unless  now  devoted  to  a  use  that  is  by  paragraph  1  or  2  of  section  on 
'Bosraeas  Districts'  prohibited  in  a  business  district  shall  be  converted  to  such  «- 
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"No  existing  building  designed,  arranged,  intended  or  devoted  to  a  use  not  per- 
mitted by  this  article  in  the  district  in  which  such  use  is  located  shall  be  enlarged, 
extended,  reconstructed  or  structurally  altered  unless  such  use  is  changed  to  a  u»e 
permitted  in  the  district  in  which  such  building  is  located;  except  that  such  building 
may  be  reconstructed  or  structurally  altered  to  an  extent  not  greater  than  50%  of 
the  value  of  the  building,  exclusive  of  foundations,  for  the  purpose  of  continuing  therein, 
without  any  extension  thereof,  a  lawful  use  existing  therein  at  the  time  of  the  passage 
of  this  resolution,  and  such  use  may  be  continued  therein,  altho  not  conforming  to 
the  regulations  of  the  use  district  in  which  it  is  maintained. 

"  Use  District  Exceptions.  The  Board  of  Appeals,  created  by  Chapter  603  of  the 
Laws  of  1916,  may,  in  appropriate  cases,  after  public  notice  and  hearing,  and  subject 
to  appropriate  conditions  and  safeguards,  determine  and  vary  the  application  of  the 
use  district  regulations  herein  established  in  harmony  with  their  general  purpose 
and  intent  as  follows: 

1.  Permit  the  extension  of  an  existing  building  and  the  existing  use  thereof  upon 
the  lot  occupied  by  such  building  at  the  time  of  the  passage  of  this  resolution  or  permit 
the  erection  of  an  additional  building  upon  a  lot  occupied  at  the  time  of  the  passage 
of  this  resolution  by  a  commercial  or  industrial  establishment  and  which  additional 
building-is  a  part  of  such  establishment. 

2.  Where  a  use  district  boundary  line  divides  a  lot  in  a  single  ownership  at  the 
time  of  the  passage  of  this  resolution,  permit  a  use  authorized  on  either  portion  of 
such  lot  to  extend  to  the  entire  lot,  but  not  more  than  25  ft  beyond  the  boundary 
line  of  the  district  in  which  such  use  is  authorized. 

3.  Permit  the  extension  of  a  building  into  a  more  restricted  district  under  ouch 
conditions  as  will  safeguard  the  character  of  the  more  restricted  district. 

4.  Permit  in  a  residence  district  a  central  telephone  exchange  or  any  building  or 
use  in  keeping  with  the  uses  expressly  enumerated  in  section  on  'Residence  Districts" 
as  the  purposes  for  which  buildings  or  premises  may  be  erected  or  used  in  a  residence 
district. 

5.  Permit  in  a  business  district  the  erection  of  a  garage  or  stable  in  any  portion 
of  a  street  between  two  intersecting  streets  in  which  portion  or  block  there  exists  a 
public  garage  or  public  stable  at  the  time  of  the  passage  of  this  resolution. 

6.  Grant  in  undeveloped  sections  of  the  city  temporary  and  conditional  permits 
for  not  more  than  2  years  for  structures  and  uses  in  contravention  of  the  require- 
ments of  this  article.'* 

27.    Zoning 

Need  of  Zoning.  No  plan  for  the  regulation  of  building  heights,  the  uses 
to  which  property  may  be  put,  and  the  proportion  of  the  plots  which  may 
bo  built  upon  can  be  intelligently  worked  out  except  under  a  zoning  system. 
Regulations  governing  the  height  of  buildings  or  the  area  which  may  be 
covered  in  office  building,  financial  or  industrial  districts  would  be  entirely 
inappropriate  in  residential  or  suburban  districts,  and  it  is  only  by  the 
adoption  of  a  system  of  zones  that  such  restrictions  can  be  appropriate 
and  equitablo  and  will  have  the  effect  of  insuring  the  character  of  a  neigh- 
borhood and  stabilizing  land  values. 

Plan  Adopted  by  New  York  City  in  1916.  The  zoning  plan  has  been 
highly  developed  in  German  cities  and  is  an  essential  feature  of  the  general 
scheme  of  building  regulation  recently  adopted  by  the  City  of  New  York 
as  described  in  Arts.  25  and  26.  While  height  restrictions  are  imposed 
according  to  districts  or  zones,  these  districts  are  not  identical  with  those 
adopted  for  determining  the  proportion  of  the  plots  which  may  be  built 
upon.  The  New  York  ordinance  provides  five  different  kinds  of  districts, 
and  there  are  many  districts  of  the  same  kind  scattered  over  the  City  and 
separated  from  each  other  by  districts  of  other  classes.  Art.  IV  of  the 
ordinance  dealing  with  area  districts  is  as  follows: 

«  *««  restricts.     For  the  purpose  of  regulating  and  determining  the  area  of  yards, 
Ser  open  spaces  for  buildings  hereafter  erected,  the  City  of  New  York 
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is  hereby  divided  into  five  classes  of  area  districts:  A,  B,  C,  D  and  E;  as  shown 
m  the  area  district  map  which  accompanies  this  resolution  and  is  hereby  declared 
u>  be  part  hereof.  The  area  districts  designated  on  said  map  are  hereby  established. 
The  area  district  map  designations  and  map  designation  rules  which  accompany 
arid  area  district  map  are  hereby  declared  to  be  a  part  thereof.  No  building  or  part 
of  a  building  shall  be  erected  except  in  conformity  with  the  regulations  herein  pre- 
scribed for  the  area  district  in  which  such  building  is  located.  Unless  otherwise 
ly  provided,  the  terms  rear  yard,  side  yard,  outer  court  or  inner  court  when 
in  this  article  shall  be  deemed  to  refer  only  to  a  rear  yard,  side  yard,  outer  court 
or  inner  court  required  by  this  article.  No  lot  area  shall  be  so  reduced  or  diminished 
that  the  yards,  courts  or  open  spaces  shall  be  smaller  than  prescribed  in  this  article. 

MA  Districts.  In  an  A  district  a  court  at  any  given  height  shall  be  at  least  1  in 
■  least  dimension  for  each  1  ft  of  such  height. 

**  B  Districts.  In  a  B  district  a  rear  yard  at  any  given  height  shall  be  at  least 
2  in  in  least  dimension  for  each  1  ft  of  such  height.  The  depth  of  a  rear  yard  at  its 
lowest  level  shall  be  at  least  10  %  of  the  depth  of  the  lot,  but  need  not  exceed  10  ft 
at  sueh  level.  An  outer  court  or  a  side  yard  at  any  given  height  shall  be  at  least  1  in 
m  least  dimension  for  each  1  ft  of  such  height.  An  outer  court  at  any  given  point 
shall  be  at  least  l^inin  least  dimension  for  each  1  ft  of  length.  But  for  each  1  ft 
that  an  outer  court  at  any  given  height  would,  under  the  above  rules,  be  wider  in  its 
least  dimension  for  such  height  than  the  minimum  required  by  its  length,  1  in  shall 
be  dedmrfrpd  from  the  required  least  dimension  for  such  height  for  each  24  ft  of  such 
height.  A  aide  yard  for  its  length  within  50  ft  of  the  street  may  for  the  purposes 
of  the  above  rule  be  considered  an  outer  court. 

"  C  Districts.  1.  In  a  C  district  a  rear  yard  at  any  given  height  shall  be  at  least 
8  in  m  least  dimension  for  each  1  ft  of  such  height.  The  depth  of  a  rear  yard  at  its 
level  shall  be  at  least  10%  of  the  depth  of  the  lot  but  need  not  exceed  10  ft 
leveL  An  outer  court  or  a  aide  yard  at  any  given  height  shall  be  at  least  1  V£  in 
m  least  dimension  for  each  1  ft  of  such  height.  An  outer  court  at  any  given  point 
shall  be  at  least  1  %  in  in  least  dimension  for  each  1  ft  of  length.  On  a  lot  not  more 
than  SO  ft  in  mean  width  an  outer  court  or  a  side  yard  at  any  given  height  shall  be 
sot  less  than  1  In  in  least  dimension  for  each  1  ft  of  such  height,  and  an  inner  court 
at  any  given  height  shall  be  either  (1)  not  less  than  2  in  in  least  dimension  for  each 
1  ft  of  such  height  or  (2)  it  shall  be  of  an  equivalent  area  as  hereinafter  specified  in 
paragraph  3  of  section  on  '  Courts.* 

2.  If  the  owner,  or  owners  of  any  part  of  a  C  district  set  aside  perpetually  for  the 
joint  recreational  use  of  the  residents  of  such  part  designated  by  them  an  area  at 
least  equal  to  10%  of  the  area  of  such  part  in  addition  to  all  yard  and  court  require- 
aaeats  for  a  B  district,  such  part  snail  be  subject  to  the  regulations  herein  prescribed 
for  a  B  district.  Such  joint  recreational  space  shall  be  composed  of  one  or  more 
tracts,  each  of  which  shall  be  at  least  40  ft  in  least  dimension  and  5000  sq  f t  in  area 
and  shall  be  approved  by  the  Board  of  Appeals  as  suitable  for  the  joint  recreational 
ass  of  such  residents. 

MD  Districts.  1.  In  a  D  district  a  rear  yard  at  any  given  height  shall  be  at  least 
4  in  m  least  dimension  for  each  1  ft  of  such  height.  The  depth  of  a  rear  yard  at  its 
losist  level  shall  be  at  least  10  %  of  the  depth  of  the  lot,  but  need  not  exceed  10  ft  at  such 
level.  If  a  building  in  a  D  district  is  located  in  a  residence  district  as  designated  on 
the  use  district  map,  the  depth  of  a  rear  yard  at  its  lowest  level  shall  be  at  least  20% 
of  the  depth  of  the  lot,  but  need  not  exceed  20  ft  at  such  level.  However,  for  each 
1  ft  in  excess  of  10  ft  of  the  depth  of  such  rear  yard  at  its  lowest  level,  there  may  be 
•instituted  1  ft  of  depth  of  unoccupied  space  across  the  whole  width  of  the  front  of 
the  lot  at  the  curb  level  between  the  street  line  and  the  street  wall  of  the  building. 

2.  In  a  D  district  an  outer  court  or  a  side  yard  at  any  given  height  shall  be  at 
bast  2  in  in  least  dimension  for  each  1  ft  of  such  height.  An  outer  court  at  any  given 
point  shall  be  at  least  2  in  in  least  dimension  for  each  1  ft  of  length.  On  a  lot  not 
more  than  30  ft  in  mean  width  an  outer  court  or  a  side  yard  at  any  given  height  shall 
he  not  less  than  1  Vi  hi  in  least  dimension  for  each  1  ft  of  such  height.  On  such  lot 
an  outer  court  at  any  given  point  shall  be  not  leas  than  1  ^  in  in  least  dimension  for 
each  1  ft  of  length.  On  such  lot  an  inner  court  at  any  given  height  shall  be  either 
<1)  net  less  than  3  in  in  least  dimension  for  each  1  ft  of  such  height  or  (2)  it  shall  be  of 
an  equivalent  area  as  specified  in  paragraph  3  of  section  on  '  Courts.' 
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3.  In  a  D  district  no  building  located  within  a  residence  district  as  designated 
on  the  use  district  map  shall  occupy  at  the  curb  level  more  than  00  %  of  the  area  of 
the  lot  if  an  interior  lot  or  80%  if  a  corner  lot.  In  computing  such  percentage  any 
part  of  the  area  of  any  corner  lot  in  excess  of  8000  sq  ft  shall  be  considered  an  interior  lot* 

4.  If  the  owner  or  owners  of  any  part  of  a  D  district  set  aside  perpetually  for  the 
joint  recreational  use  of  the  residents  of  such  part  designated  by  them,  an  area  at 
least  equal  to  10%  of  the  area  of  such  part  in  addition  to  all  yard  and  court  require- 
ments f or  a  C  district,  such  part  shall  be  subject  to  the  regulations  herein  prescribed 
for  a  C  district.  Such  joint  recreational  space  shall  be  composed  of  one  or  more  tracts 
each  of  which  shall  be  at  least  40  ft  in  least  dimension  and  6000  sq  f t  in  area  and 
shall  be  approved  by  the  Board  of  Appeals  as  suitable  for  the  joint  recreational  use 
of  such  residents. 

"E  Districts.  1.  In  an  E  district  a  rear  yard  at  any  given  height  shall  be  at 
least  5  in  in  least  dimension  for  each  1  ft  of  such  height.  The  depth  of  a  rear  yard 
at  its  lowest  level  shall  be  at  least  15%  of  the  depth  of  the  lot,  but  need  not  exceed 
15  ft  at  such  level.  If  a  building  in  an  E  district  is  located  in  a  residence  district  as 
designated  on  the  use  district  map,  the  depth  of  a  rear  yard  at  its  lowest  level  shall 
be  at  least  25  %  of  the  depth  of  the  lot,  but  need  not  exceed  26  ft  at  such  level.  How- 
ever, for  each  1  ft  in  excess  of  10  ft  of  the  depth  of  such  rear  yard  at  its  lowest  level 
there  may  be  substituted  1  ft  of  depth  of  unoccupied  space  across  the  whole  width 
of  the  front  of  the  lot  at  the  curb  level  between  the  street  line  and  the  street  wall  of 
the  building.  In  an  E  district  on  at  least  one  side  of  every  building  located  within 
a  residence  district  there  shall  be  a  side  yard  along  the  side  lot  line  for  the  full  depth 
of  the  lot  or  back  to  the  rear  yard. 

2.  In  an  E  district  an  outer  court  or  side  yard  at  any  given  height  shall  be  at  least 
2  H  in  in  least  dimension  for  each  1  ft  of  such  height.  On  a  lot  not  more  than  60  ft 
in  mean  width  an  outer  court  or  a  side  yard  at  any  given  height  shall  be  at  least  2  in 
in  least  dimension  for  each  1  ft  of  such  height.  An  outer  court  at  any  given  point 
shall  be  at  least  2  H  hi  in  least  dimension  for  each  1  ft  of  length. 

8.  In  an  E  district  no  building  located  within  a  residence  district  as  designated 
on  the  use  district  map  shall  occupy  at  the  curb  level  more  than  60%  of  the  area  of 
the  lot  if  an  interior  lot,  or  70%  if  a  corner  lot,  and  above  a  level  18  ft  above  the 
curb  no  building  shall  occupy  more  than  80  %  of  the  area  of  the  lot  if  an  interior  lot, 
or  40%  if  a  corner  lot.  In  computing  such  percentage,  any  part  of  the  area  of  any 
corner  lot  in  excess  of  8000  sq  ft  shall  be  considered  an  interior  lot. 

"  Rear  Yards.  1.  Except  in  A  districts,  for  lots  or  portions  of  lots  that  are  back 
to  back  there  shall  be  rear  yards  extending  along  the  rear  lot  lines  of  such  lots  or  por- 
tions of  lots  wherever  they  are  more  than  55  ft  back  from  the  nearest  street.  Such 
rear  yard  shall  be  at  least  of  the  area  and  dimensions  herein  prescribed  for  the  area 
district  in  which  it  is  located  at  every  point  along  such  rear  lot  line.  Within  65  ft 
of  the  nearest  street  no  rear  yards  shall  be  required.  No  rear  yard  shall  be  required 
on  any  corner  lot  nor  on  the  portion  of  any  lot  that  is  back  to  back  with  a  corner  lot. 

2.  Where  a  building  is  not  within  a  residence  district  as  designated  on  the  use 
district  map,  the  lowest  level  of  a  rear  yard  shall  not  be  above  the  sill  level  of  the 
second  story  windows,  nor  in  any  case  more  than  28  ft  above  the  curb  level.  Where 
a  building  is  within  a  residence  district  the  lowest  level  of  a  rear  yard  shall  not  be 
above  the  curb  level,  except  that  not  more  than  40  %  of  the  area  of  the  yard  may  be 
occupied  by  the  building  up  to  a  level  18  ft  above  the  curb  level.  In  the  case  of  a 
church,  whether  within  or  without  a  residence  district,  such  40%  may  be  occupied 
up  to  a  level  of  30  ft  above  the  curb  level. 

3.  Chimneys  or  flues  may  be  erected  within  a  rear  yard  provided  they  do  not 
exceed  5  sq  f t  in  area  in  the  aggregate  and  do  not  obstruct  ventilation. 

4.  Except  in  A  districts,  where  a  building  on  an  interior  lot  between  lots  for  which 
rear  yards  are  required  runs  thru  the  block  from  street  to  street  or  to  within  56  ft 
of  another  street,  there  shall  be  on  each  side  lot  line  above  the  sill  level  of  the  second- 
story  windows  and  in  any  case  above  a  level  23  ft  above  the  curb  level  a  court  of  at 
least  equivalent  area  at  any  given  height  to  that  required  for  an  inner  court  at  such 
height  and  having  a  least  dimension  not  less  than  that  required  for  an  outer  court  at 
the  same  height. 

r    -nn^  a  proposed  building  is  on  a  lot  which  is  back  to  back  with  a  lot  or  lots 
ire  is  a  building  or  buildings  having  rear  yards  less  in  depth  than  would 
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ht  lequiied  under  this  article,  the  depth  of  the  rear  yard  of  the  proposed  building 
asdl  not  be  required  to  be  greater  at  any  given  level  than  the  average  depth  of  the 
raw  yards  directly  back  to  back  with  it  at  such  level,  but  in  no  case  shall  the  depth 
of  such  rear  yard  be  leas  at  any  height  than  the  least  dimension  prescribed  for  an 
eater  court  at  such  height. 

u  Courts.  1.  If  a  room  in  which  persons  live,  sleep,  work  or  congregate  receives 
its  light  and  air  in  whole  or  in  part  directly  from  an  open  space  on  the  same  lot  with 
the  building,  there  shall  be  at  least  one  inner  court,  outer  court,  side  yard  or  rear 
raid  upon  -which  a  window  or  ventilating  skylight  opens  from  such  room.  Such  inner 
eonrt,  outer  court  or  side  yard  shall  be  at  least  of  the  area  and  dimensions  herein  pre- 
scribed for  the  area  district  in  which  it  is  located.  Such  rear  yard  shall  be  at  least  of 
the  area  and  dimensions  herein  proscribed  for  an  inner  court  in  the  area  district  in 
which  it  is  located.  In  an  A  district,  such  inner  court,  outer  court,  side  yard  or  rear 
yard  shall  be  at  least  of  the  area  and  dimensions  herein  prescribed  for  a  court  in  such 
dhUitt.  The  unoccupied  space  within  the  lot  in  front  of  every  part  of  such  window 
shall  be  not  less  than  3  ft,  measured  at  right  angles  thereto.  Courts,  yards  and  other 
•pea  space*,  if  provided  in  addition  to  those  required  by  this  section,  need  not  be  of 
the  area  and  dimensions  herein  prescribed.  The  provisions  of  this  section  shall  not 
be  ilataiisft  to  apply  to  courts  or  shafts  for  bathrooms,  toilet  compartments,  hallways 


2.  The  least  dimension  of  an  outer  court,  inner  court  or  side  yard  at  its  lowest 
level  shall  be  not  less  than  4  ft,  except  that  where  the  walls  bounding  a  side  yard  within 
the  lot  are  not  more  than  25  ft  in  mean  height  and  not  more  than  40  ft  in 
length,  such  least  dimension,  except  in  an  E  district,  may  be  not  less  than  8  ft. 
Where  any  outer  court  opens  on  a  street,  such  street  may  be  considered  as  part  of 


3.  The  least  dimension  of  an  inner  court  at  any  given  height  shall  be  not  less 
than  that  which  would  be  required  in  inches  for  each  1  ft  of  height  for  a  rear  yard  of 
the  same  height,  except  that  an  inner  court  of  equivalent  area  may  be  substituted  for 
■rid  court,  provided  that  for  such  area  its  least  dimension  be  not  less  than  one-half  of 
its  greatest  dimension.  If  an  inner  court  is  connected  with  a  street  by  a  side  yard, 
isr  each  1  ft  that  such  aide  yard  is  less  than  65  ft  in  depth  from  the  street  1  sq  f t  may 
be  deducted  from  the  required  area  of  the  inner  court  for  each  15  ft  of  height  of  such 
If  the  lot  is  not  required  under  this  resolution  to  have  a  rear  yard,  an  outer 
not  opening  on  a  street,  shall  open  at  any  level  on  an  inner  court  on  the  rear 
Gee  of  the  lot  and  such  inner  court  shall  be  deemed  a  rear  yard  in  such  case. 

"Area  lMstrict  Exceptions.  1.  The  area  required  in  a  court  or  yard  at  any  given 
level  shall  be  open  from  such  level  to  the  sky  unobstructed,  except  for  the  ordinary 
projections  of  skylights  and  parapets  above  the  bottom  of  such  court  or  yard,  and 
for  the  ordinary  projections  of  window  sills,  belt  courses,  cornices  and  other 
ital  features  to  the  extent  of  not  more  than  4  in.  However,  where  a  side 
yard  or  an  outer  court  opens  on  a  street  a  cornice  may  project  not  over  5  ft  into  such 
ads  yard  or  outer  court  within  5  ft  of  the  street  wall  of  the  building. 
2.  An  open  or  lattice-enclosed  iron  fire  escape,  fireproof  outside  stairway  or  soHd- 
balcony  to  a  fire  tower  may  project  not  more  than  4  ft  into  a  rear  yard  or  an 
court,  except  that  an  open  or  lattice-enclosed  iron  fire  escape  may  project  not 
than  8  ft  into  a  rear  yard  or  into  an  inner  court  when  it  does  not  occupy  more 
than  20%  of  the  area  of  such  inner  court. 

S.  A  corner  of  a  court  or  yard  may  be  cut  off  between  walls  of  the  same  building 
pa     '  "ad  that  the  length  of  the  watt  of  such  cut-off  does  not  exceed  7  ft. 

kn  offset  to  a  court  or  yard  may  be  considered  as  a  part  of  such  court  or  yard 
at  led  that  it  is  no  deeper  in  any  part  than  it  is  wide  on  the  open  side  and  that 
sa        pen  side  be  in  no  case  less  than  6  ft  wide. 

'.  a  building  is  erected  on  the  same  lot  with  another  building,  the  several  build- 
si  k*B,  for  the  purposes  of  this  article,  be  considered  as  a  single  building.  Any 
st  «,  whether  independent  of  or  attached  to  a  building,  shall  for  the  purposes 

of  irtide  be  deemed  a  building  or  a  part  of  a  building. 

an  additional  story  or  stories  are  added  to  a  building  existing  at  the  time  of 
th  sage  of  this  resolution,  the  courts  and  yards  of  which  do  not  conform  to  the 
ft>  vnsBttts  of  this  article,  the  least  dimensions  of  yards  and  courts  shall  be  increased 
fri      '**-)  top  of  the  existing  yard  or  court  walls  as  tho  they  were  of  the  prescribe* 
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dimensions  at  such  heights,  and  the  carrying  up  of  existing  elevator  and  stair  en- 
closures shall  be  exempted  from  the  provisions  of  this  article." 

The  regulations  described  in  Arts.  25,  26  and  27  have  been  outlined  in 
some  detail  in  order  that  engineers  who  are  responsible  for  the  planning 
of  streets  and  street  systems  may  appreciate  the  tendencies  in  this  direc- 
tion. If  municipal  authorities  are  to  impose  restrictions  of  the  kind  de- 
scribed, the  streets  can  often  be  planned  in  quite  a  different  manner  than 
would  be  the  case  if  the  owners  of  private  property  are  to  be  allowed  to 
continue  the  development  of  their  holdings  in  any  manner  which  may  seem 
most  advantageous  to  themselves. 
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GRADING 


1.    Clearing  and  Grubbing 

Before  the  construction  of  embankments  and  excavations  are  begun,  trees, 
stumpe,  large  roots,  brush  and  other  objectionable  material  within  the  entire 
area  to  be  covered  by  the  fill  should  be  removed.  Where  the  fill  is  less 
than  about  2  ft  in  depth,  all  vegetable  matter  should  be  removed  from 
the  original  surface.  These  requirements  are  necessary  in  order  to  secure 
embankments  free  from  soft  and  spongy  pockets. 

Specifications.  Also  contained  in  general  grading  specifications  (see 
Art.  5). 

Peon.  Highway  Dept  "The  ground  shall  be  cleared  of  all  trees,  stumps,  brush, 
roots,  fences,  walls,  buildings,  or  other  incumbrances  upon  or  within  the  limits  of  the 
roadway  before  grading  is  commenced.  The  Contractor  shall  burn,  or  otherwise  dispose 
of  all  such  trees,  stumps,  roots,  etc,  in  a  satisfactory  manner  and  shall  remove  all 
rabbiah  or  refuse  to  such  point,  or  points,  beyond  the  limits  of  the  work,  as  may  be 

•By  Arthur  H.  Blanehard,  Consulting  Highway  Engineer,  New  York  City 
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directed.  When  it  is  uiiiwiiiy  to  remove  a  fence,  or  fences,  for  the  prosecution  of 
the  work,  the  Contractor  shall  do  such  work  with  proper  care  and  shall  place  the 
materials  so  removed  on  the  abutting  property  in  a  satisfactory  manner." 

Am.  Ry.  Bag.  Assn.  (13).  "Extent  of  Clearing.  The  right-of-way  and  station 
grounds,  except  any  portions  thereof  that  may  be  reserved,  shall  be  cleared  of  all 
trees,  brush  and  perishable  materials  of  whatsoever  nature. 

"  Disposal  or  Brush,  etc  All  these  materials,  except  as  hereinafter  mentioned, 
shall  be  burned  or  otherwise  removed,  as  may  be  directed,  and  without  injury  to 
adjoining  property. 

"STUim.  Where  clearing  is  to  be  done,  stumps  shall  be  cut  close  to  the  ground, 
not  higher  than  the  stump-top  diameter  for  trees  12  in  and  less  in  diameter,  and  not 
higher  than  18  in  for  trees  whose  stump-top  diameter  exceeds  12  in,  except  between 
slope  stakes  of  embankments,  where  stumps  shall  be  cut  so  that  the  depth  of  filling 
over  them  shall  be  not  less  than  2*?  ft 

"Clearing  in  Advancb.  The  work  of  clearing  shall  be  kept  at  least  1000  ft  in 
advance  of  grading. 

"Cutting  and  Piling  Wood.  All  trees  which  may  be  reserved  shall  be  stripped 
of  their  tops  and  branches,  made  into  ties,  or  cut  to  such  lengths  as  may  be  directed, 
and  neatly  piled  at  such  places  on  the  right-of-way  as  may  be  designated,  for  which 
service  payment  shall  be  made  by  the  tie,  or  by  the  cord  of  128  cu  ft. 

"Isolated  Tanas,  Buildings,  arc  Where  isolated  trees,  or  where  buildings  exist, 
payment  shall  be  made  for  the  removal  thereof  at  a  price  to  be  agreed  upon  before 
removal 

"  Measurement  op  Clearing  and  payment  for  the  same  shall  be  by  unite  of  lOO 
ft  square,  or  fraction  thereof,  actually  cleared. 

"Extent  op  Grubbing.  Stumps  shall  be  grubbed  entirely  from  all  places  where 
excavations  occur,  including  ground  from  which  material  is  to  be  borrowed  as  'well 
as  from  ditches,  new  channels  for  waterways  and  other  places  where  required.  Grub- 
bing shall  also  be  required  between  the  slope  stakes  of  all  embankments  of  less  than 
24  ft  in  height 

"Grubbing  in  Advancb.  The  work  of  grubbing  shall  be  kept  at  least  800  ft  in 
advance  of  grading. 

"Measurement  op  Grubbing  shall  be  estimated  upon  all  excavation  actually 
done,  and  the  space  to  be  covered  by  all  embankments  of  less  than  24  ft  in  height. 
Payment  for  the  same  shall  be  by  units  of  100  ft  square,  or  fraction  thereof,  actually 
grubbed." 

Methods  and  Cost  Data.  Clearing  and  Grubbing  (40b).  "The  area  covered! 
was  nine  acres,  the  trees  being  rather  closely  spaced,  and  the  undergrowth,  without 
being  rank,  was  of  long  standing.  The  trees  ranged  in  size  from  6  in  to  8  ft  in  diameter, 
the  average  being  about  20  in.  Everything  smaller  than  this  was  classed  as  brush 
and  the  stumps  were  grubbed  with  a  mattock.  The  stumps  of  trees  were  blasted. 
The  number  of  trees  cut  was  over  1100,  while  the  actual  number  of  stumps  blasted  was 
1212.  The  trees  were  first  cut  down,  and  the  brush  and  leaf  wood  piled  and  burnt. 
Then  the  blasting  commenced,  while  choppers  sawed  and  split  up  the  trees  into  cord 
wood  and  saw  logs.  The  timber  consisted  of  oak,  hickory,  chestnut,  and  a  scattering; 
of  a  few  other  varieties.  The  work  was  done  in  the  spring  of  the  year,  the  weather 
being  good. 

"The  tools  used  for  cutting  and  grubbing  were  as  follows:  33  axes,  29  mattoclcs, 
30  shovels,  1  hatchet,  1  handsaw,  one  4-ft  cross-cut  saw,  two  6-ft  cross-cut  saws, 
2  flies,  2  water  buckets,  and  2  ■ 
grindstones.  For  blasting  the 
following  were  used:    1   churn     


drill,  1  large  auger  and  1  bucket  chopping 

These    tools    cost    about   $80,  Grubbing  "and  clearing ." . 

which  could  be  charged  at  a  rate  Making  cord  wood 

of  $9  per  acre  to  the  job.    Fore-  Blasting 

men  were  paid  $2.50  per  10-hr  Grubbing  after  blasting. 

day  and  laborers,  mostly  Ital-  grinding  axes 

ians,  were  paid  $1.26.     The  de-  loolB 

tails  of  the  total  cost  of  the 
*>  were  as  follows: 


Total 


Total 


$169.61 

139.74 

91.25 

663.59 

817.36 

6.87 

81.00 


$1468.42 


Per  Acre 


$18.84 
16.6S 
10.14 
73.7a 
36.26 
.65 
9.00 


$163.25 
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Blasting  Stumps  (81h).  "The  number,  size  and  condition  of  stumps  and  the 
Uod  of  soil  in  which  they  rest  have  an  important  bearing  on  the  cost  of  land  clearing. 
It  takes  perhaps  twice  as  much  dynamite  to  blast  a  stump  out  of  dry,  sandy  soil  than 
it  does  oat  of  moist  and  dense  ground.  The  removal  of  a  green  stump  also  requires 
the  use  of  much  more  dynamite  than  is  necessary  for  the  blasting  of  an  old  stump. 

**Rusek  reports  that  he  removed  482  stumps  from  a  farm  near  Watertown,  Wis., 
at  a  total  cost  of  a  little  less  than  $100.  The  stumps  ranged  in  size  from  6  in  to  3  ft 
tad  the  timber  had  been  cut  for  about  9  years.  It  required  from  M  to  6>£  lb  of  40% 
dynamite  to  the  stump. 

"Campbell  gives  some  comparative  figures  on  blasting  in  sandy  and  clay  soils.  On 
one  farm  there  were  28  pine  stumps  in  light,  sandy  soil.  The  cost  was  $38.77.  Aa 
high  aa  18  lb  of  dynamite  were  used  under  one  stump,  12  lb  under  another  and  from 
1,4  to  10  lb  under  the  rest.  On  another  farm,  where  a  dry  soil  predominates,  81 
stamps  were  taken  out.  The  work  cost  $14.11.  The. stumps  were  elm,  oak,  maple, 
ash,  and  baaawood.  These  stumps  were  of  about  the  same  average  size  as  the  stumps 
on  the  first  farm,  yet  it  was  possible  to  get  out  81  of  them  for  a 'little  more  than  a  third 
what  it  cost  to  blast  28  out  of  sandy  soil. 

''Bradley  reports  that  he  blasted  126  red  and  burr  oak  stumps,  ranging  from  30  to 
75  in  in  diameter  out  of  some  black  sandy  soil.  The  timber  had  been  cut  6  years. 
The  only  tool  required  was  a  l>£-in  wood  auger.  With  this  tool  he  bored  holes  in  the 
(round,  being  careful  to  get  the  end  of  the  hole  down  4  to  8  in  past  the  center  of  the 
stamp.  He  considers  it  very  important  to  have  at  least  20  in  of  soil  between  the 
charge  and  the  stump  itself.  If  the  charges  are  loaded  too  close  up  under  the  stumps 
they  are  apt  merely  to  split  the  stump  and  blow  the  sand  out  from  around  the  base. 
The  roots  remain  firmly  imbedded  in  the  ground.  In  this  condition  they  are  prac- 
tically impossible  to  blast  out  and  must  be  dug  and  chopped  out.  For  these  126 
stomps,  he  used  486  lb  of  40%  dynamite,  189  caps  and  378  ft  of  fuse.  The  entire 
cast  of  the  work,  including  labor,  was  $112.79." 

Pulling  Stumps.  Shattuck  states  that  (56)  "The  donkey  engine,  the  caterpillar, 
or  the  ordinary  traction  engine  used  in  threshing  may  each  be  operated  to  advantage 
on  stomps  of  various  sizes,  depending  on  the  power  of  the  engine  used.  The  60-hp 
donkey  engine  will  pull  practically  any  sound  stump  up  to  30  in  in  diameter  and  almost 
say  cracked  stump.  It  will  also  clear  from  3  to  5  acres  at  one  setting  and  pile  the  same. 
An  efficient  crew  can  pull,  pile,  and  burn  the  stumps  remaining  where  heavy  cedar, 
fir,  white  pine,  and  tamarack  timber  has  been  removed  at  from  $75  to  $115  per  acre, 
the  coat  being  distributed  as  follows:  Preliminary  work,  $25  to  $40.00;  pulling,  $30  to 
$50.00;  burning,  $10  to  $12.50;  leveling,  $10  to  $12.50;  total,  $75  to  $115.00.  The 
trees  probably  averaged  80  to  the  acre  and  30  in  in  diameter,  and  were  mostly  sound. 
The  cost  of  burning  and  leveling  is  considerably  increased  by  failure  to  remove  all  the 
earth  possible  from  the  stumps  before  piling  and  also  by  making  the  piles  too  large. 

"The  Holt  caterpillar  60-hp  engine  will  remove  sound  stumps  up  to  18  or  20  in 
tad  the  caterpillar  feature  gives  it  a  very  decided  advantage  in  getting  over  uneven 
or  swampy  ground.  It  also  works  rapidly  and  is  very  efficient  for  small  stumps  and 
roans;  standing  timber.  It  has  been  known  to  pull  100  stumps  per  hour  for  7^£  hr 
oa  a  speed  test,  and  has  also  averaged  450  stumps  per  day  at  regular  land-clearing  work. 

"The  ordinary  traction  engine  used  in  threshing,  wood-flawing,  etc,  can  be  so  rigged 
as  to  pull  small  stumps  and  young  trees  much  as  described  for  the  caterpillar.  This 
mm*irinA  works  well  on  sound  stumps  under  12  in  and  oh  well-cracked  stumps  or  on 
anal!  timber.  These  machines  are  not  so  easily  handled  on  rough  or  swamp  ground, 
nor  are  they  as  fast  aa  the  caterpillar  engine/' 

2.    Excavation  and  Embankment 

Classification  of  Materials.  Different  kinds  of  soils  are  described  under  the 
terms  gravel,  sand,  clay,  marl,  loam,  peat,  and  muck.  See  Sect.  3.  It  is 
quite  common  in  grading  specifications  to  classify  the  materials  to  be  ex- 
cavated as  earth,  hardpan,  loose  rock,  and  solid  rock:  earth  to  include  clay, 
•and,  loam,  gravel,  and  all  hard  material  that  can  be  reasonably  plowed,  and 
all  earthy  matter  or  earth  containing  loose  stones  or  boulders  intermixed, 
and  all  other  material  that  does  not  come  under  the  classification  of  h 
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pan,  loose  or  solid  rook;  hardpan  to  include  all  material,  not  loose  or  solid 
rock,  that  cannot  be  reasonably  plowed  on  account  of  its  own  inherent 
hardness;  loose  rock  to  include  all  stone  and  detached  rock,  found  in 
separate  masses,  containing  not  less  than  1  cu  ft,  nor  more  than  H  cu  yd, 
and  all  slate  or  other  rock  soft  or  loose  enough  to  be  removed  without 
blasting,  alt  ho  blasting  may  occasionally  be  used;  solid  rock  to  include 
all  rock  in  place  and  boulders  measuring  lA  cu  yd  and  over,  in  removing 
which  it  is  necessary  to  resort  to  drilling  and  blasting.     See  Art.  5. 

Portland,  Oregon,  Specifications  Covering  Classification  of  Materials.  "  Materials 
encountered  in  excavation  will  be  classified  as  follows: 

"Earth  will  include  clay,  sand,  gravel,  loam  and  all  other  materials  of  an  earthy 
nature,  however  excavated,  and  decomposed  rock,  slate,  boulders,  etc,  having  a  volume 
of  less  than  H  cu  ft; 

"Loose  Rock  will  include  all  boulders  and  detached  masses  of  rock  having  a  volume 
of  not  less  than  H  cu  f t  and  not  more  than  >£  cu  yd,  and  such  other  material  as  may 
not  be  loosened,  plowed  or  broken  by  means  of  a  heavy  10-in  rooting-plow,  drawn 
by  6  heavy  horses,  such  as  is  commonly  used  in  breaking  heavy  ground; 

"  Solid  Rock  will  include  all  rock  found  in  ledges  and  in  masses  of  over  H  cu  yd. 

"Note:  Old  macadam  roadway  shall  not  be  considered  as  included  in  any  of  the 
above  classifications  and  excavation  of  such  material  shall  be  paid  for  under  the  unit 
price  quoted  in  the  bid  for  the  particular  thickness  of  roadway." 

Excavation.  In  excavating  material  in  order  that  the  cross-section  of 
a  highway  should  conform  to  the  desired  lines  and  grades,  the  operations 
vary  from,  the  removal  of  a  small  amount  of  material  in  surface  grading 
to  excavations  of  many  feet  in  depth.  Excavation  generally  includes  ex- 
cavation of  the  roadway,  ditches  and  side  slopes.  Usually  excavated 
material  is  used  in  the  construction  of  fills.  Surplus  excavation  is  used  in 
many  cases  to  widen  embankments  and  to'  flatten  side  slopes,  but  in  some 
cases  is  wasted  by  being  deposited  in  spoil  banks.  Methods  of  excavation 
with  various  machines  are  explained  in  Art.  4  in  connection  with  the  de- 
scriptions of  grading  machines. 

Loosening  Soil  with  Explosives  (52a).  "For  removing  stumps  and  boulders  its 
value  is  generally  recognized  but  it  has  been  found  economical  in  many  cases  to  use  it  in 
excavating  drainage  ditches  along  the  sides  of  roads  and  in  assisting  grading  down  to 
the  road  level. 

"  Where  a  ditch  is  to  be  dug  in  hard  soil,  this  may  be  loosened  and  to  a  considerable 
extent  blown  out  by  punching  a  number  of  shallow  holes  along  the  line  of  the  ditch 
and  charging  these  with  small  amounts  of  dynamite.  The  holes  should  be  deeper 
than  the  bottom  of  the  ditch  and  can  be  spaced  two  or  three  feet  apart.  Where  the 
ditch  is  in  saturated  soil,  it  is  recommended  that  the  holes  be  placed  about  18  to  24 
in  apart  and  50%  dynamite  be  placed  at  a  depth  a  little  less  than  that  of  the  ditch. 
One  hundred  or  more  of  these  charges  may  be  fired  with  a  single  cap.  If  the  ground  is 
dry  or  cold,  the  holes  are  punched  further  apart  and  loaded  with  low-freezing  explosive, 
each  charge  being  primed  with  an  electric  blasting  cap  so  that  all  may  be  fired  at  one 
time.  For  small  ditches,  quarry  powder  or  other  with  similar  characteristics  will  give 
good  results.  A  single  row  of  holes  can  be  used  to  blast  out  a  ditch  from  1^  to  4^ 
ft  deep  and  from  4  to  7  ft  wide  in  dry  soils  and  5  to  9  ft  wide  in  wet  soils.  If  wider 
ditches  are  required,  two  rows  of  holes  3  or  4  ft  apart,  fired  at  the  same  time,  can  be 
used. 

"Still  another  method  of  using  explosives  is  in  making  deep  cuts,  as  in  grading  or 

widening  a  road.    In  this  case  the  excavation  is  given  a  comparatively  vertical  face  or 

bench  and  a  line  of  holes  is  drilled  or  punched  down  from  the  top  parallel  to  the  face 

and  spaced  back  a  distance  about  one-quarter  greater  than  the  depth  of  the  cut  and 

about  the  same  distance  apart.     The  holes  are  loaded  with  low  strength  dynamite. 

sn  nr  ao%,  the  amount  used  in  each  hole  depending  on  the  hardness  of  the  ground  and 

>!<}.     If  the  cut  is  deeper  than  6  ft,  the  holes  are  seldom  placed  more  than 

from  the  face.    The  holes  should  not  be  carried  below  grade  as  this  zna>y 

bgrade  too  much.    With  low-grade  explosive  the  hole  may  be  filled  about 


Art.  2  Excavation  and  Embankment  423 

or  half  full  of  dynamite  and  carefully  tamped  to  the  collar.      A  number  of  holes  should 
be  fired  at  once  with  electric  caps,  as  better  results  are  obtained  in  this  way." 

Removal  op  Light  Excavation  (27d).  "When  it  is  desired  to  load  the  loosened 
material  into  wagons,  the  material  can  first  be  scraped  into  piles  by  several  methods. 
If  the  excavation  is  more  than  6  or  8  in  deep  and  hand  loading  must  be  done,  it  is  not 
accessary  to  scrape  the  earth  into  piles,  as  a  shovel  can  be  filled  in  the  well  loosened 
materiaL  For  lighter  depths,  however,  a  man  cannot  get  a  shovelful,  so  it  is  necessary 
first  to  pile  the  material  in  long  windrows.  The  ordinary  drag  or  the  Fresno  scraper 
can  be  need  for  this  purpose.  With  these  scrapers  the  pile  can  be  a  long  one  or  a  num- 
ber of  small  piles  can  be  made.  When  horses  are  used  for  plowing,  the  same  animals 
cm  be  used  to  make  the  piles.  The  road  graders  can  also  be  used  to  place  the  loosened 
dirt  into  a  row,  but  the  machine  may  have  to  go  over  the  same  area  several  times  in 
to  get  H  up  dean.  A  better  machine  than  these  for  this  purpose  is  a  trench  back 
r.  These  machines  consist  of  a  hoisting  device  and  a  scraper  that  pulls  the  dirt 
the  machine,  dumping  it  into  the  open  trench.  For  piling,  it  can  be  used  in 
manner,  by  first  going  down  one  side  of  the  road  drawing  all  the  earth  on  the 
into  a  pue  at  the  center.  Then  the  machine  travels  on  the  side  it  has  cleaned 
sp,  drawing  the  material  on  the  first  side  into  the  same  pile  in  the  center.  Thus  the 
earth  is  all  piled  mechanically. 

Rock  Excavation  (27e).  "If  there  is  a  large  amount  of  rock  in  one  cut  or  in  dif- 
ferent cots  on  the  job,  then  hammer  drills  should  be  installed  upon  the  work.  These 
drills  can  be  operated  by  steam,  electricity  or  air.  A  small  portable  boiler  can  be  used 
tar  steam,  or  a  small  portable  air  compressor  operated  by  gasoline  can  supply  the  air. 
Other  of  these  can  be  operated  economically.  These  plug  or  hammer  drills  will  drill 
holes  a  few  inches  deep  as  well  as  a  few  feet.  In  fact,  they  are  ideal  for  holes  5  to  8  ft 
•asp  anS  the  latest  types  wDl  drill  holes  up  to  a  depth  of  12  ft.  Thus  a  set  of  these 
drills  will  answer  for  much  rock  work.  Time  is  saved  by  them  in  the  ease  with  which 
can  handle  them,  changing  from  one  hole  to  another,  while  the  ordinary  air  drill 
be  taken  down,  the  tripod  moved  and  the  drill  set  up  and  trued  for  the  hole. 
One  man  will  operate  a  plug  drill  while  two  men  must  be  used  on  the  ordinary  steam 
or  air  drills-  Then,  too,  time  is  saved  in  mucking  out  the  holes  unless  a  jet  of  water 
k  need  for  the  larger  drills. 

"  However,  if  the  rock  cuts  are  large  and  8  or  more  feet  deep,  the  regular  drills  should 
be  used,  a  few  plug  drills  being  employed  to  break  up  boulders  and  for  drilling  the 
bottom  or  edges  of  the  cut.  On  heavy  work  the  larger  drills  will  do  more  economical 
work.  If  Tery  heavy  rock  cuts  must  be  excavated,  instead  of  taking  them  out  in  two 
Efts  as  will  be  necessary  with  the  ordinary  drills,  well  drillers  should  be  used  for  driving 
the  holes.  For  very  deep  drilling,  these  will  be  found  more  economical,  but  to  use 
them  does  not  mean  that  some  of  the  other  two  types  of  drills  should  not  be  kept  on 
the  job.  A  common  mistake  is  to  get  rid  of  all  the  other  drills  as  soon  as  a  well  driller 
u  installed.  Even  where  most  of  the  drilling  is  for  deep  holes,  there  are  bound  to  be 
same  shallow  holes  to  drill,  and  the  heavier  the  rock  blasting  the  more  large  boulders 
there  will  be.  For  this  work  the  lighter  drill  must  be  used,  not  that  the  larger  type  of 
drat  cannot  be  used,  but  it  is  too  expensive  to  move  it  and  set  it  up. 

"For  all  the  rock  blasting  except  the  very  light  cuts  and  for  shale  or  rotten  sand- 
stone, the  rock  should  be  worked  from  a  breast  in  order  to  attain  the  most  economical 
lesulta.  Not  only  is  the  drilling  less  expensive,  due  to  the  fact  that  less  drilling  must 
be  done,  but  the  work  of  the  explosive  is  more  effective.  As  a  rule,  too,  the  mucking 
em  be  done  cheaper.  In  very  light  rock  work  the  mucking  must  be  done  by  hand, 
except  where  such  machines  as  steam  shovels  are  installed  for  the  rest  of  the  excavation. 
For  heavier  work,  besides  steam  shovels,  several  types  of  loaders  and  excavators  can 
be  used.  Derricks  with  skips  or  grab  buckets,  and  scrapers  of  several  different  types 
ail  also  handle  excavated  rock.  Hand  methods  for  this  work  should  not  be  used  if  it 
wil  pay  to  install  machinery.  Inasmuch  as  almost  any  machine  that  will  handle  rock 
wffl  likewise  handle  earth,  it  is  possible  to  make  machinery  pay  on  street  and  road 


"For  heavy  rock  blasting,  dynamite  should  be  used  to  break  boulders  and  for  other 
shallow  hole  blasting,  but  for  the  heavier  work  it  is  seldom  economical.  For  all  heavy 
bbsung.  Mock  powder  or,  better  still,  some  form  of  granular  powder  containing  a 
■mil  percent  of  nitroglycerine,  should  be  used.  The  nearness  of  improved  prnnertv 
to  rock  excavation  means  that  heavy  blasts  cannot  always  be  made.    Under  r 
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cumstances,  the  rock  may  have  to  be  taken  out  in  lifts,  and  it  will  be  neceasary  to  cover 
each  blast  with  mats,  logs  and  rock.  However,  it  is  quite  surprising  how  heavy  blasts 
can  be  made  without  doing  damage  to  surrounding  property  if  the  proper  care  is  taken 
and  each  charge  is  carefully  figured  to  break  up  the  rock  without  heaving  it.  It  is 
for  such  rock  that  the  granular  powders  are  especially  suited,  as  the  blast  may  be  well 
confined,  causing  it  to  break  up  and  pulverize  the  rock  without  throwing  it  out  and 
injuring  things.  If  the  proper  charge  is  used  there  wQl  be  but  a  slight  concussion,  as 
the  energy  of  the  explosive  will  be  used  upon  the  rock.  The  jarring  of  the  earth  by  a 
blast  cannot  be  prevented." 

Blasting  Boulders.  Knight  (46)  states  that:  ''There  are  three  distinct  methods 
successfully  employed  to-day  in  the  blasting  of  boulders  from  building  sites  or  railroad 
and  highway  right-of-ways.  These  are  blockholing,  snakeholing,  and  mud-capping. 
A  shot  combining  both  snakeholing  and  mud-capping  is  sometimes  made  on  very  large 
boulders  where  it  is  not  practical  to  drill  into  the  rock  for  a  blockhole  shot.  Of  these 
methods  employed,  blockholding  requires  the  least  amount  of  dynamite,  but  calls  for 
the  greatest  amount  of  labor.  Mud-capping  demands  the  greatest  amount  of  dynamite 
and  the  least  amount  of  labor  and  time,  while  snakeholing  lies  between  the  two,  as  it 
requires  a  moderate  amount  of  both  dynamite  and  labor. 

Blockhole  Method.  "Probably  the  best  way  to  break  up  very  hard  boulders  is 
by  the  blockhole  method.  This  consists  in  boring  a  hole  about  1  J*  in  in  diameter 
about  half  way  thru  -the  boulder.    The  dynamite  used  should  be  removed  from  the 

cartridge    and    packed    firmly 
Approximate  Amount  of  Dynamite  Required  to  Break 
Boulders,  Based  on  Using  a  50%  Strength  Straight 
Nitroglycerine  Dynamite 


Diam.  of 

Number  op 

Cartridges  Required 

Boulder 
in  Feet 

Mud-capping 

Snakeholing 

Blockholing 

1H 

2 

3 

4 

5 

2 

3 

4 

Not 

practicable 

Not 
practicable 

1 
1 

1,4 
4 

6 

X 

H 
1 

into  the  bottom  of  the  hole. 

"A  small  hole  is  made  in  this 
firmly  pressed  dynamite  with  a 
sharp  stick,  and  in  this  is  in- 
serted a  blasting  cap  and  fuse. 
The  hole  is  then  tamped  full  of 
moist  earth.  Care  should  be 
taken  to  have  this  tamping  ma- 
terial packed  very  firmly.  The 
gases  caused  by  the  explosion 
are  so  perfectly  confined  by 
this  method  that  excellent  re- 
sults may  be  secured  with  a 
comparatively  small  amount  of 
a  low  strength  dynamite.  A 
glance  at  the  accompanying 
table  shows  that  it  requires 
only  about  one-eighth  as  much 
dynamite  to  break  a  boulder  this  way  as  it  would  to  break  it  by  mud-capping. 

Snakehole  Method.  "In  breaking  a  boulder  by  the  snakehole  process,  a  hole  is 
punched  down  with  a  bar  directly  under  but  alongside  of  the  boulder.  The  hole 
should  be  punched  deep  enough  so  that  the  charge  of  dynamite  will  rest  directly  under 
the  heaviest  part  of  the  boulder.  The  dynamite  cartridges  are  placed  in  the  bore  hole 
in  as  compact  a  position  as  possible,  and  to  secure  this  the  cartridges  are  generally  slit. 
A  primer  is  inserted  and  the  bore  hole  packed  tightly  with  a  moist,  plastic  material. 
Blasts  of  this  sort  are  generally  fired  with  blasting  cap  and  fuse.  A  40%  Extra  dyna- 
mite is  best  suited  for  work  of  this  sort.  Electric  blasting  is  not  generally  resorted 
to  unless  the  boulder  is  very  large  and  two  or  more  shots  are  required. 

"  Mud-Capping  is  the  easiest  method  of  all.    While  it  requires  the  most  dynamite 

of  any,  yet  it  is  not  necessarily  the  costliest,  as  the  saving  of  time  and  labor  goes  a 

long  way  toward  paying  for  the  extra  dynamite  that  is  required.     In  mud-capping,  the 

dynamite  is  taken  from  the  cartridge  and  is  placed  on  the  boulder  in  a  conical  shaped 

pile  just  where  the  boulder  would  be  hit  with  a  sledge,  if  it  were  possible  to  break  it  in 

this  manner.     The  explosive  is  packed  down  firmly  and  a  blasting  cap  and  fuse  are  put 

in  the  top  of  this  miniature  pyramid.    A  covering  of  thick,  plastic  mud  must  be  placed 

"«"•  *»»*«*  dynamite.     This  should  be  at  least  5  or  6  in  in  thickness.     Care  should  be] 

-»  see  that  this  mud  covering  is  free  from  stones  or  other  heavy  matter, 

of  the  explosion  will  throw  such  material  at  terrific  speed.    A  stone  or 

never  be  placed  on  top  of  the  mud-cap  for  the  same  reason.    A  quick- 
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dynamite  ts  required  for  this  class  of  work,  and  the  Extras  or  a  Straight  Nitro- 
ifreerine  dynamite  will  produce  the  best  results.  A  40%  Extra  will  be  found  satis- 
betory  on  easily  broken  rock,  but  on  very  hard  rock  a  50%  Straight  dynamite  will  be 
required.  If  a  portion  of  the  boulder  extends  into  the  ground,  do  not  try  to  break  it 
by  mud-capping,  as  the  confining  dirt  makes  it  harder  for  the  explosives  to  do  their  work. 
la  eases  of  this  sort  the  boulder  may  be  rolled  out  by  a  snakehole  shot  and  then  broken 
by  mod-capping. 

"  Poking  Charges.  When  blasting  boulders  near  a  highway  or  railroad  where  there 
■  sore  or  less  travel,  it  win  probably  be  better  to  fire  the  charges  electrically.  This 
ku  the  advantage  over  the  blasting  cap  and  fuse  insomuch  that  the  exact  instant  of 
npiosion  is  under  the  control  of  the  operator  of  the  blasting  machine,  and  the  charge 
say  be  fired  at  the  moment  desired." 

Coat  Data  on  Breaking  and  Removal  of  Boulders  (40a).  "In  breaking  up  boulders 
the  following  six  methods  can  be  used:  (1)  Boulders  can  be  broken  with  plug  and 
(2)  by  heating  and  pouring  water  on  them;  (3)  by  sledging  ;  (4)  by  mud-cap- 
(5)  by  blocking;  and  (6)  by  placing  a  charge  of  explosives  under  the  boulders. 
Each  of  these  methods  has  its  uses  and  misuses. 

"Pluo  and  Feathers,  Drilling  the  rock  with  a  hand-drill  and  then  splitting  with 
and  feathers  is  in  common  use,  when  the  stone  is  to  be  used  for  building  pur- 
as  for  culverts  and  bridges.  The  cost  of  this  work  varies  according  to  the  hard- 
iest of  the  rock,  the  size  to  which  the  stone  is  to  be  broken  and  the  price  paid  for 
sua  work.  The  following  are  the  costs  of  some  examples  of  this  class  of  work,  hand- 
driQsrs  being  paid  $1.50  for  10  hr  work:  1 M  cu  yd  were  taken  off  the  slope  of  a  sand- 
stone out  at  a  cost  of  $1.60;  3  cu  yd  were  taken  off  the  slope  of  a  sandstone  cut  at 
a  cost  of  $2^5. 

"Sledging.  Under  a  competent  and  watchful  foreman  many  large  size  boulders 
ess  be  broken  up  with  a  stone  sledge  and  gad,  saving  the  use  of  explosives.  By  look- 
ag  closely  for  seams  and  cracks  and  taking  advantage  of  these,  and  at  other  times 
sang  the  pean  end  of  the  hammer  with  the  rift  of  the  rock,  many  boulders  containing 
1  cu  yd  or  less  can  be  quickly  broken.  The  following  are  some  records  of  costs  of 
steaming  up  boulders  by  sledging.  These  figures  do  not  include  moving  the  pieces 
after  the  boulder  is  broken,  but  all  the  pieces  could  be  easily  handled.  Wages  paid 
sere  $1.50  for  a  working  day  of  10  hr.  (1)  Hard  blue  sandstone,  l\'i  cu  ft,  l'man, 
S  mm,  makes  a  cost  of  0.75  cents,  or  2.7  cents  per  cu  yd.  (2)  Blue  sandstone,  12  H 
ca  ft,  1  man,  5  min,  2  men,  2  min,  makes  a  cost  of  2.25  cents,  or  4.86  cents  per  cu 
jd.  (3)  Blue  sandstone,  16  cu  ft,  1  man,  3  min,  makes  a  cost  of  0.75  cents,  or  1.25 
ants  per  cu  yd.  (4)  Red  sandstone,  1  cu  yd,  3  men,  10  min,  makes  a  cost  of  7.5  cents 
per  en  yd. 

"Mud-Caffinc.  This  work  can,  as  a  rule,  be  done  so  quickly  that  the  method 
bss  come  into  universal  favor  among  foremen  but  the  great  objection  to  it  is  the  almost 
prohibitory  cost.  On  account  of  this  great  loss  mud-capping  should  be  condemned, 
si  upon  most  occasions  cheaper  methods  can  be  used.  The  only  reason  that  should 
ewer  commend  it  to  the  thoughtful  contractor,  is  the  saving  of  time  in  preparing  the 
AoL  For  this  reason,  in  thru  cuts,  mud-capping  may  occasionally  be  resorted  to, 
sot  in  side  hfll  cuts  and  borrow  pits,  where  the  work  of  sledging  and  drilling  will  not 
Bterfere  with  the  labor  of  the  muckers,  this  method  should  under  no  circumstances 
a*  used.  The  following  are  records  of  costs.  Labor  was  paid  $1.50  per  day  of  10  hr, 
40%  dynamite  cost  10  cents  per  lb,  caps  60  cents  per  100  and  fuse  42  cents  per  100  ft. 
Red  sandstone,  1.6  cu  yd,  labor  8  cents,  dynamite  20  cents,  cap  and  fuse  2  cents; 
total  cost  80  cents  or  nearly  18  cents  per  cu  yd.  Red  sandstone,  1  cu  yd,  labor  8 
ants,  dynamite  15  cents,  cap  and  fuse  2  cents;  total  25  cents.  Blue  sandstone, 
L2  cu  yd,  labor  8  cents,  dynamite  20  cents,  cap  and  fuse  2  cents;  total  cost  30  cents 
or  25  cents  per  cu  yd;  this  broke  the  boulder,  but  a  part  of  it  had  to  be  sledged  at 
a  east  of  5  cents.  Blue  sandstone,  H  cu  yd,  labor  10  cents,  dynamite  7  H  cents,  cap 
aad  fuse  2  cents;  total  19  Yi  cents  or  39  cents  per  cu  yd. 

"Placing  Charge  under  Boulder.  The  method  of  placing  the  charge  of  dynamite 
seder  the  boulder  in  order  to  break  it  has  not  been  used  extensively,  and  for  this 
reason  it  is  difficult  to  obtain  costs  of  this  method.  That  it  can  and  should  be  used 
ta  account  of  its  cheapness  over  other  methods,  should  commend  it  to  contractors. 
The  charge  can  easily  be  placed  under  the  rock  by  either  raising  the  bouider  up  **•* 
bars  or  levers,  or  churning  a  hole  under  it  with  a  drill.    In  some  cases  the  b 
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can  be  turned  over  and  the  charge  placed  as  this  is  being  done.  At  least  50  to  60% 
of  the  charge  necessary  to  mud  cap  a  boulder  can  be  saved  by  this  method,  and  the 
work  can  be  done  as  quickly.  The  rock,  as  a  rule,  will  not  only  be  broken  up,  but 
most  of  it  will  be  thrown  out  of  the  cut.  For  this  reason,  where  there  can  be  no  waste 
of  material,  engineers  may  prohibit  this  method.  A  red  sandstone  boulder,  9  cu  yd, 
was  completely  blown  away  at  the  following  cost:  Labor  10  cents,  dynamite  b}4  cents, 
cap  and  fuse  2  cents;  total  cost  17 \4  cents;  cost  per  cu  yd,  19.4  cents.  Labor  in  this 
case  was  $1.35  per  day  and  dynamite  cost  11  cents  per  lb.*  A  large  boulder  sticking 
into  the  base  of  the  slope  of  a  cut  had  1 VS  cu  yd  shot  off  of  it  by  putting  the  charge 
under  the  projecting  end.  Labor  13  cents,  dynamite  16 H  cents,  cap  and  fuse  2  cents; 
total  cost  31 H  cents;  cost  per  cu  yd  21  cents.  About  H  cu  yd  was  thrown  out  of 
the  cut  and  the  rest  was  broken  up,  so  it  could  be  handled.  Labor  and  dynamite 
cost  the  same  as  in  the  first  case. 

Embankments.  If  stone  fill  is  employed,  usually  the  stono  should  not 
exceed  3-i  cu  ft  in  size  and  the  large  stones  should  be  placed  in  the  bottom 
of  the  excavation.  No  large  stone  should  be  used  within  6  in  of  the  surface 
of  the  8ubgrade  or  shoulders.  In  the  construction  of  embankments  it  is 
of  the  utmost  importance  that  the  material  should  be  thoroly  compacted 
in  order  to  avoid  later  settlement.  In  order  to  accomplish  this  result,  the 
material  to  form  the  embankments  should  be  deposited  in  thin  layers, 
not  over  12  in  in  depth,  for  the  full  width  of  the  embankments  and  thorolj' 
compacted.  The  compaction  is  accomplished  by  machines  and  loaded 
wagons  used  in  grading  operations,  being  drawn  continually  over  the  em- 
bankment, and  by  rolling.  In  some  cases,  the  best  results  have  been 
obtained  by  the  use  of  sectional  rollers  or  comparatively  light  rollers  on 
thin  layers  of  materials.  Methods  of  constructing  embankments  with 
various  machines  are  explained  i:i  Art.  4  in  connection  with  the  descriptions 
of  grading  machines. 

Use  of  Water  in  Embankment  Construction  (27b).  "Water  is  a  great  aid  in 
settling  new  embankments,  so  that  any  bank  built  by  a  hydraulic  process  will  show 
little  settlement.  Thus  a  bank  sluiced  into  place  with  a  hydraulic  giant  is  an  excellent 
one  for  a  road.  Likewise,  those  placed  by  hydraulic  suction  dredges  can  be  recom- 
mended and  even  the  embankments  for  roads  built  near  or  on  the  banks  of  streams 
from  the  materials  from  their  beds,  by  cableway  excavations,  as  in  Indianapolis,  Ind., 
and  other  sections  of  the  Middle  West,  show  but  little  settlement.  In  other  places,  such 
embankments  are  built  by  drag  line  scrapers,  grab  buckets,  or  dipper  dredges  from  the 
bed  of  streams,  either  dumping  directly  into  the  embankments  or  loading  the  material 
into  cars  or  skips  for  placing  in  the  bank. 

"Even  with  other  excavating  machines,  it  is  sometimes  possible  to  use  water  to 
puddle  the  embankment.  This  can  be  done  by  two  methods.  One  is  by  using  water 
from  a  hose  or  pipe  to  wet  the  material  at  certain  intervals,  not  simply  sprinkling,  but 
so  saturating  it  with  water  as  to  drench  it,  using  water  up  to  the  limit,  yet  not  washing 
the  material  away.  It  is  not  always  possible  to  use  this  method  and  yet  continue 
hauling  onto  the  embankment,  unless  the  work  is  so  planned  as  to  wet  the  embankments 
in  sections  and  yet  retain  some  sections  for  hauling  and  dumping.  The  second  method 
i-.  to  build  the  sides  of  an  embankment  up  for  short  heights  first,  and  to  build  small 
embankments  of  the  same  height  across  the  bank,  dividing  it  into  sections.  This  will 
give  a  number  of  shallow  ponds  which  can  be  filled  with  water.  Then,  while  the  water 
is  maintained  by  these  darn»,  earth  can  be  dumped  into  the  ponds  until  they  are  filled. 
This  completely  puddles  the  embankment.  However,  these  methods  cannot  be  used 
when  the  water  will  injure  adjacent  property  or  where  it  is  not  possible  to  obtain  the 
supply  of  water  economically." 

Shrinkage  of  Materials.  It  is  important  in  grading  operations  to  dis- 
tinguish between  loose  measurement  and  measurement  in  place,  es- 
timates are  usually  based  on  the  yardage  of  material  in  place.  It  is  a 
"  established  fact  that  earth,  when  removed  from  its  original  position 
nk,  increases  in  bulk  or  swells.  It  is  also  well  known  that  when 
vated  material  is  placed  in  a  fill  it  will  shrink  and  settle  so  that 
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it  will  usually  occupy  a  smaller  space  than  it  did  originally.  The  swelling  on 
removal  from  the  original  bank  will  vary  generally  from  about  8  to  15%, 
but  in  some  cases  may  be  as  high  as  40  to  50%.  The  shrinkage  is  variable 
and  depends  upon  the  kind  of  earth,  the  manner  in  which  the  embankment 
is  made,  and  the  climatic  conditions. 

Lots  of  Material  by  Removal  of  Stumps  (38).  "The  following  data  will  apply 
oo  the  Pacific  coast  for  computing  loss  of  excavation  by  blowing  out  stumps.  Fir, 
cedar,  spruce,  hemlock  are  averaged:  6  to  12  in,  1  cu  yd  each;  12  to  24  in,  8  cu  yd  each; 
24  to  36  in,  5  cu  yd  each;  above  86  in,  10  cu  yd  each.  In  swamps  where  the  growth  is 
spruce,  hemlock,  cedar,  maple,  50%  should  be  added  to  these  quantities,  as  it  requires 
more  dynamite  to  lift  a  stump  of  given  size,  owing  to  the  decreased  resistance  of  the 
iwamp  soils."  t 

Overhaul.  When  the  excavating  material  suitable  for  use  in  the  con- 
struction of  embankments  is  insufficient,  additional  material  is  obtained 
from  borrow  pits  or  other  sources.  In  cases  where  the  haul  of  material 
required  for  embankments  exceeds  a  given  distance,  the  work  entailed  is 
classified  as  overhaul.  If  this  distance  is  500  ft,  payment  for  overhaul 
would  be  based  upon  a  rate  per  cubic  yard  for  each  100  lin  ft  greater  than 
500  ft  which  the  material  is  hauled.  For  specifications  covering  overhaul, 
see  Art.  5. 

Grading  on  Side  Hills.  In  the  construction  of  highways  on  side  hills, 
it  is  advisable  to  stagger  or  roughen  the  material  of  the  hillside  in  order 
to  form  a  mechanical  bond  between  the  material  of  the  fill  and  the  surface 
of  the  ground,  thus  guarding  against  the  slipping  of  the  embankment.     See 

'jGCt.   «$• 

Pena.  Highway  Dept.  Specifications  for  Hillside  Embankments.  "When  embank- 
ments are  to  be  made  on  a  hillside  the  slope  of  the  original  ground  under  the  fill  shall 
be  ploughed  deeply  or  cut  into  steps  before  the  filling  or  embankment  is  commenced. 
AD  such  embankments  so  made  shall  be  rolled  thoroly,  as  stated  above,  or  where  the 
bottom  of  the  fill  is  of  insufficient  width  to  permit  the  use  of  a  roller,  the  material 
■hall  be  tamped  thoroly  and  satisfactorily." 

Viaduct  on  Hillside  (32b).  "The  highway  at  these  places  is  located  on  a  steep 
mountainside.  To  excavate  a  24-ft  roadway  out  of  the  hillside  would  have  meant 
the  moving  of  an  enormous  quantity  of  earth  with  no  place  to  dump  it.  In  order 
to  avoid  this,  viaducts  were  erected.  Essentially  the  construction  is  a  solid  reinforced 
concrete  slab,  crowned  to  the  road  crown,  which  rests  on  transverse  floor-beams  span- 
ning between  columns  on  the  low  side  and  a  continuous  girder  on  the  high  side.  These 
columns  are  spaced  every  20  ft  and  'foot  on  prismatic  bases.  The  up-hill  girder  rests 
on  square  concrete  plates  and  the  plates  and  column  footings  are  tied  together  by 
reinforced  concrete  struts  taking  the  slope  and  embedded  in  the  ground.  Longitudinal 
stiffness  is  also  given  by  girders  at  the  top  of  the  columns  under  the  railing." 

Side  Slopes.  When  the  excavations  and  embankments  are  on  roads, 
one  of  the  most  important  details  of  grading  operations  is  the  formation 
of  the  side  slopes  in  such  a  manner  that  the  cross-section  of  the  highway 
*[fll  retain  its  form.  In  many  cases,  in  order  to  avoid  washing  away  of 
side  slopes  during  heavy  rains,  the  slopes  of  both  excavations  and 
embankments  are  sowed  with  grass  seed  or  covered  with  sod.  The  slopes 
of  banks  are  commonly  expressed  in  terms  of  the  horizontal  distance  for 
each  vertical  foot  of  rise,  thus  lVj  :  1  would  mean  that  the  line  of  the  slope 
nukes  an  angle  with  the  horizontal  whose  tangent  was  1/1 V2I  The  slopes 
vary  depending  upon  the  material  of  which  the  bank  is  composed  and 
should  be  made  equal  to  the  angle  of  repose  of  the  material  in  order  to 
keep  the  same  from  sliding.  Following  are  given  some  of  the  slopes  in 
cuts  adopted  in  practice  for  different  materials:  earth  IV2  :  It  sand  2:1, 
K*k  lU  :  1  or  V«  :  1.  On  embankments  the  bank  slopes  are  g*mer«"v 
made  iy2  :  1  for  fills  over  4  ft  in  depth.     For  fills  under  4  ft,  the  sT 
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sometimes  made  4  :  1  in  order  to  eliminate  danger  to  traffic.  This  practice 
is  generally  more  economical  than  building  a  guard  rail  on  a  4-ft  fill  with  a 
lVt  -  1  slope.  The  width  of  shoulders  is  increased  from  1  to  2  ft  on  em- 
bankments where  a  IV2  :  1  slope  is  used,  and  is  made  the  same  as  in  cuts 
where  a  4  :  1  slope  is  used. 

Grasses  for  Slopes.  Buetow  (25)  states  that:  "When  selecting  grasses  to  be 
planted  on  the  slopes,  it  should  be  kept  in  mind  that  a  grass  with  a  good  system  of  roots 
is  to  be  used,  as  well  as  one  able  to  withstand  the  hot  rays  of  the  sun.  Grasses  that 
will  grow  on  a  sunny  bank  probably  will  not  take  root  and  form  a  mat  on  the  shaded 
slopes,  in  which  case  a  different  kind  of  grass  is  necessary.  The  protection  to  the  bank 
lies  almost  wholly  in  the  ability  of  the  roots  to  interweave  so  minutely  as  to  form  a 
system  to  reinforce  the  surface  stratum.  Hungarian  brome-grass,  Canadian  blue-grass, 
fescue-grasses  and  Western  wheat-grass  are  good  to  plant.  In  many  cases  sod  is  handy 
to  get  and,  when  properly  cut  and  placed,  offers  very  good  protection.  The  sods  must 
be  held  in  place  by  wooden  pegs  until  the  grass  has  taken  root. 

"Seeding  and  planting  are  equally  successful  when  conducted  properly.  The  sur- 
face in  each  case  must  be  prepared  in  order  to  make  it  at  all  conducive  to  a  good  growth. 
The  seed  cannot  be  merely  distributed  on  the  slope  and  left  with  the  hope  that  it  will 
catch.  If  necessary,  the  ground  should  be  manured  before  any  seeding  is  done  and  if 
a  sandy  slope  is  treated,  the  surface  must  be  protected  from  the  wind  with  straw  or 
brush  until  the  grasses  are  able  to  withstand  the  elements. 

"Different  kinds  of  soil  require  a  certain  kind  of  grass  or  a  combination  of  several 
kinds.  For  shaded  places  a  combination  of  Kentucky  blue-grass,  wood  meadow-grass, 
crested  dog's  tail  and  various  leaved  fescues  are  well  adapted.  Clay  soils  can  be  treated 
with  a  mixture  of  Kentucky  blue-grass,  English  rye  and  fancy  redtop.  The  rye  grass 
gives  an  early  quick  result,  the  redtop  makes  a  bottom  grass,  and  the  blue-grass  is  the 
permanent  feature.  Sandy  soils  require  a  quickly  growing  binding  grass  that  will 
withstand  the  drought.  Creeping  bent,  Rhode  Island  bent  and  fine-leaved  fescue  are 
grasses  that  answer  this  purpose.  Western  wheat-grass  has  unusual  ability  to  grow  on 
the  sunny  side  of  an  embankment.  Creeping  bent,  Canada  and  Kentucky  blue-grass 
and  crested  dog's  tail  are  quick-growing,  deep-rooting  grasses  that  will  bind  the  soil 
until  such  time  as  the  more  permanent  grasses  are  in  possession.  Sweet  clover  and 
creeping  honeysuckle  are  recommended  for  planting  in  cuts." 

Am.  Ry.  Eng.  Assn.  Specifications  Covering  Construction  of  Slopes  (13).  "The 
slopes  of  embankments  and  excavations  shall  be  of  the  following  inclinations,  as  ex- 
pressed in  the  ratio  of  the  horizontal  distance  to  the  vertical  rise.  Embankments, 
earth,  1}4  to  1;  rock  from  1  to  1,  to  1H  to  1.  Excavations,  earth,  1}4  to  1;  loose 
rock,  ^  to  1;  solid  rock,  li  to  1.  These  ratios  may  be  varied  according  to  circum- 
stances, and  the  slopes  shall  be  made  as  directed  in  each  particular  case." 

Sodding  Slopes  with  Bermuda  Grass.  "The  slopes  shall  be  graded  to  a  uniform 
surface  and  all  depressions  filled  in  with  suitable  material  and  padded  down  firmly 
with  a  shovel 

"If  the  material  of  the  slope  is  not  fertile  it  shall  be  given  a  dressing  of  6  in  of  good 
rich  loam.  If  good  loam  is  not  available,  a  dressing  of  manure  shall  be  placed  on 
the  surface  and  well  raked  in.  Care,  however,  shall  be  taken  against  the  use  of  such 
manures  as  have  seeds  of  objectional  grasses  or  weeds.  Before  placing  the  loam  the 
surface  of  the  slope  shall  be  loosened  up  roughly  to  insure  a  good  bond.  The  surface 
of  the  slope  to  be  sodded  shall  be  laid  out  in  shallow  horizontal  trenches  12  in  apart 
and  3  in  deep.  The  Bermuda  sod  shall  be  separated  into  tufts  or  small  pieces  not 
more  than  4  in  square  and  applied  in  trenches  at  intervals  of  6  in  to  1  ft  apart,  ac- 
cording to  quality  of  sod  and  character  of  soil,  the  object  being  to  place  only  enough 
of  old  sod  to  furnish  enough  creeping  stems  to  cover  the  slope  in  a  reasonably  short 
time,  thus  creating  a  new  sod  on  the  slope  in  preference  to  the  old  sod.  The  top 
of  the  sod  shall  not  extend  above  the  surface  of  the  slope,  and  if  the  season  is  advanced 
so  that  it  is  liable  to  have  hot  weather  or  freezing  weather,  the  sod  shall  be  depressed 
just  below  the  surface  and  a  covering  of  loam  placed  over  the  soil  and  loose  earth 
packed  firmly  around  the  sod. 

"°-A  laid  during  the  day  shall  be  thoroly  watered  as  soon  as  practicable,  after  lay- 

-xxi  shall  be  left  over  night  not  laid  without  water.     All  sod  shall  be  watered 

days  after  laying  when  necessary.    On  slopes  steeper  than  2  %o  1 .  the  se4 
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shall  be  in  narrow  strips  3  to  4  in  wide  and  8  ft  long  and  shall  be  staked  to  the  bank 
•tth  small  stakes  8  in  to  1  ft  lone,  stakes  being  placed  every  1)4  ft  apart.  After  the 
slope  has  been  filled  sod  shall  be  rolled  or  firmly  padded  down  with  shovel  to  a  smooth 
snifoija  surface.  All  sod  must  be  taken  from  good  rich  soil,  be  uniform  in  texture, 
free  from  objectionable  grasses  or  weeds  and  in  good  healthy  condition  with  no  signs 
of  decay  and  must  contain  sufficient  moisture  to  maintain  its  vitality  during 
transportation. 

"Sod  shall  preferably  be  cut  3  ft  or  more  long  and  1H  to  2  ft  wide  and  not  lees 
than  2Hb  in  thick,  large  pieces  of  sod  being  preferable  on  account  of  containing  their 
ladstare  and  standing  transportation  better  than  small  pieces.  Sod  shall  be  as  fresh 
ss  possible  and  received  on  the  work  daily,  and  any  sod  to  be  left  over  night  shall  be 
thoroly  watered;  and  sod  that  is  heated  will  not  be  accepted.  All  sodding  shall  be 
subbed  before  the  continued  frost  sets  in. 

"Sod  shall  be  paid  for  as  measured  in  place,  and  shall  include  the  entire  surface 
sodded,  this  price  to  include  furnishing  of  sod  and  handling  of  same.  Transporta- 
tion of  sod,  men  and  material  also  to  include  stakes  where  it  is  necessary  to  stake 
the  sod.  The  entire  work  shall  be  done  in  a  thoro,  workmanlike  manner  to  the  end 
that  the  appearance  after  completion  shall  be  as  nearly  as  possible  that  of  good  natural 
growth  in  place. 

"Objectionable  grasses  and  weeds  shall  be  removed  from  time  to  time  to  prevent 
akadmg  the  grasses  unto  such  time  that  the  sod  has  taken  hold  or  the  creeping  stems 
have  covered  the  entire  slope. 

"Where  springs  have  developed  on  the  slope,  a  blind  drain  of  cinders  or  broken 
stone  shall  be  laid  from  spring  to  the  toe  of  the  slope.0 

Am.  Ry.  Bog.  Assn.  Recommendations  Relative  to  Slides  (18).  "Each  slide 
should  be  considered  as  a  problem  by  itself.  The  cause  of  the  slide  should  be  sought. 
The  removal  or  prevention  of  the  cause  is  ss  important  as  the  restoration  of  the  road- 
way. Piles  or  retaining  walls  for  the  prevention  and  cure  of  slides  are  not  recom- 
saeaded;  but  their  use  hi  permissible  for  temporary  repairs  and  in  special  cases. 
Uaderground  water  should  be  drained  away  or  intercepted  before  it  reaches  the  slide. 
The  surface  of  the  slide  and  the  restored  roadway  should  be  graded  so  that  water  will 
tm  off  and  not  he  in  pools.  The  surface  may  be  compacted  or  sodded.  The  flatten- 
ing of  the  slope  is  the  most  economical  and  permanent  method  of  curing  a  sliding 
embankment.  The  weighting  of  the  toe  of  the  slope  to  restore  equilibrium  may  some- 
times be  found  efficient.  The  removal  of  the  material  is  nearly  always  the  most 
economical  and  permanent  method  of  curing  a  slide  in  excavation.' 


»» 


3.    Subgrades 

The  subgrade  consists  of  the  upper  surface  of  the  native  foundation 
on  which  is  placed  the  road  metal  or  the  artificial  foundation,  in  case  the 
latter  is  provided.  The  subgrade  is  thoroly  compacted  by  rolling  to  con- 
form to  the  lines  and  grades.  All  muck,  quick-sand,  soft  clay,  or  spongy 
material  which  will  not  consolidate  under  the  roller,  is  removed  to  such 
depth  as  is  necessary  and  the  space  refilled  with  suitable  material  from 
excavations  or  with  other  materials  such  as  earth,  gravel,  or  broken  stone. 
All  hollows  or  depressions  which  develop  in  rolling  are  filled  with  suitable 
material  and  the  process  of  filling  and  rolling  is  repeated  untn  no  depres- 
sions develop. 

Peon.  Highway  Dept.  Specifications  Covering  Construction  of  Subgrade.  "The 
bottom  of  the  excavation  and  the  top  of  the  fill  when  completed,  shall  be  known  as 
the  subgrade  and  at  all  places  shall  be  true  to  the  Knee,  grades,  and  cross  sections  as 
shown  on  the  plans.  All  work  in  connection  with  the  preparation  thereof  will  be  in- 
etoded  in  the  contract  price  for  excavation  or  borrow. 

"Construction  of  Subgrade.  The  subgrade  shall  be  brought  to  a  firm,  unyield- 
feg  surface  by  rolling  the  entire  area  with  an  approved  3  wheel  power  roller,  weighing 
not  less  than  10  tons,  and  all  portions  of  the  surface  of  the  subgrade,  which  are  in- 
accessible to  the  roller,  shall  be  tamped  thoroly  with  a  hand  tamper,  weighing  not 
less  than  50  lb,  the  face  of  which  shall  not  exceed  100  sq  in  in  area.  All  sof+  «ind 
ridding  spots  and  all  vegetable  substance  or  other  unsuitable  material,  shall  be  ~ 
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and  the  space  refilled  with  approved  material.    In  plowing  for  the  lowering  of  the 
old  grade,  care  shall  be  taken  not  to  plow  below  the  finished  grade  of  the  new  subgrsule. 

"Protection  op  Subgbadb.  In  handling  materials,  tools,  equipment,  etc,  the 
Contractor  shall  protect  the  subgrade  from  damage  by  laying  planlm  thereon,  when 
directed  and  shall  take  such  other  precautions  as  may  be  deemed  necessary. 

"Acceptance  of  Subgbadb.  No  foundation  or  surfacing  material  shall  be  de- 
posited until  the  subgrade  has  been  checked  and  accepted." 

111.  Practice  Covering  Construction  of  Subgrades  on  Different  Types  of  SoO  CI  8). 
"With  respect  to  their  properties  of  shedding  or  absorbing  surface  water  all  charac- 
ter* of  soil  encountered  m  Illinois  road  work  may  be  assigned  to  one  of  the  three  fol- 
lowing classes:  (1)  Impervious  soils,  such  as  the  prevailing  gumbo  thruout  the  corn 
belt,  or  any  dense  clay  or  other  soil  thru  which  surface  water  will  not  readily  penetrate; 
(2)  semipervious  soils,  those  soils  of  an  intermediate  character  that  evidently  are  not 
assignable  to  either  class  1  or  class  3;  (8)  very  porous  soils,  including  sand,  gravel 
or  loose  stone;  soils  thru  which  surface  water  will  readily  penetrate.  In  case  of  doubt 
as  to  whether  a  particular  soil  should  be  assigned  to  class  1  or  class  2  it  should  be 
assigned  to  the  former,  and  for  doubt  between  classes  2  and  8  the  assignment  should 
be  made  to  class  2. 

Treatment  of  Each  Class  of  Soil.  (1)  "No  matter  whether  on  an  elevated 
tableland  or  on  a  low  bottom,  where  the  obtainable  side-ditch  grade  is  less  than  0.4%. 
not  more  than  800  ft  of  road  in  one  stretch  should  have  the  crown  of  its  subgrade 
(finished  crown  for  earth  roads)  less  than  12  in  above  the  general  elevation  of  the  ad- 
jacent land  without  the  limits  of  the  right-of-way,  notwithstanding  the  ease  of  the 
side-ditches.  Exceptions  to  this  rule  would  be  where  the  highway  follows  a  prac- 
tically level  ridge  and  the  adjacent  land  drains  away  from  the  road  on  both  aides: 
also,  where  the  highway  follows  along  land  that  all  drains  one  way.  In  the  latter 
case,  needless  to  say,  cross-culverts  should  be  placed  at  suitable  intervals  to  carry 
the  water  from  the  higher  ditch  to  natural  outlets.  (2)  Same  as  class  1,  except  that 
0.2%.  should  be  substituted  for  0.4%.  (3)  The  crown  of  the  subgrade  should  be  at 
least  6  in  above  the  general  elevation  of  the  adjacent  land  without  the  limits  of  the 
right-of-way. 

"Notwithstanding  the  character  of  soil,  where  the  grade  of  the  side-ditches  is  from 
0.4  to  1%  an  endeavor  should  be  made  to  keep  the  crown  of  the  subgrade  at  least 
6  in  above  the  general  elevation  of  the  adjacent  fields.  With  a  non-porous  soil  and 
an  open-ditch  gradient  of  less  than  0.4%  it  is  difficult  to  provide  surface  road  drain- 
age by  seeking  natural  channels  located  at  considerable  distances  apart.  A  more 
effective  and  more  positive  practice  is  to  elevate  the  road-bed  by  filling  from  borrow 
pits  to  an  elevation  above  the  accumulated  water  level,  which  under  the  conditions 
assumed  is  the  general  level  of  the  adjacent  fields." 

4.    Grading  Machinery,  Methods  of  Use  and  Cost  Data 

Considerations  Affecting  the  Purchase  of  Machinery.  The  purchase  of 
an  ideal  equipment  will  be  justified  and  is  usually  advisable  if  the  work 
is  to  be  extensive  in  character.  As  a  fundamental  economic  principle,  maxi- 
mum use  should  be  made  of  time  and  labor  saving  machinery,  due  especially 
to  the  ever  increasing  cost  of  common,  as  well  as  skilled  labor,  and  the  in- 
cidental charges  entailed  by  its  employment.  Highway  departments 
and  contractors  are  necessarily  forced  to  consider  first  cost  of  equipment 
as  the  funds  available  may  not  permit  the  installation  of  the  most  economical 
and  efficient  machines.  In  many  cases  where  such  conditions  are  en- 
countered, it  is  obvious  that  it  will  not  be  practicable  to  anticipate  that 
the  work  can  be  accomplished  with  the  same  degree  of  rapidity  and  at  the 
same  cost,  as  if  more  efficient  machinery  constituted  the  plant  equipment. 

Before  purchasing  a  special  type  of  machine  which  has  been  designed 

with  a  view  of  reducing  to  a  minimum  the  cost  of  a  certain  class  of  grading, 

the  probable  scope  of  work  to  be  carried  on  by  a  department  or  contractor 

ahonlH  h*  analyzed  to  determine  if  the  amount  of  one  kind  of  grading  work 

+,  the  purchase  of  the  special  machine  or  if,  in  the  long  run. 
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9urh  work  should  not  be  done  with  more  ordinary  types  of  machines  at  a 
dight  increase  in  cost. 

Depreciation  charges  on  plant  equipment  always  should  be  given  careful 
consideration  prior  to  the  purchase  of  machines  and  accessories  as  well 
as  in  estimating  the  cost  of  highway  work.  The  larger  types  of  grading 
machinery  usually  must  be  used  for  a  considerable  percentage  of  the  working 
saason,  as  otherwise  such  overhead  charges  as  interest  on  first  cost,  cost 
of  housing  or  storage,  painting,  etc,  will  be  prohibitively  high  when  ap- 
plied to  the  cost  of  a  unit  of  grading  on  a  given  piece  of  work. 

If  an  organisation  does  not  include  men  who  are  specialists  in  the  manip- 
ulation of  complicated  machinery  or  if  skilled  labor  is  not  economically 
available,  simplicity  of  machines  and  ease  of  manipulation  should  be  given 
great  weight  in  the  selection  of  equipment.  For  example,  common  labor 
may  efficiently  perform  grading  work  with  scrapers,  shovels,  wagons,  etc, 
while  skilled  labor  will  be  required  to  operate  a  steam  shovel  or  an  elevating 
or  traction  grader.  Again,  graders  may  be  hauled  by  animals  driven  by 
ordinary  labor,  while,  if  traction  engines  are  employed,  skilled  labor  must  be 
utilized. 

Upkeep  of  Equipment  by  Hauer  (40c).  "When  a  new  machine  is  purchased,  there 
should  always  be  bought  at  the  same  time  a  number  of  spare  parts,  which  should  be 
kept  on  hand  to  be  used  as  needed.  No  man  can  build  a  machine  that  will  not  break 
down  in  some  vital  part  sooner  or  later.  A  breakdown  in  a  construction  job  means 
not  only  a  delay,  but  a  waste  of  money,  for  even  if  men  can  be  laid  off  and  not  paid, 
or  can  be  given  other  work,  yet  the  job,  due  to  the  changes  made  necessary  by  the 
breakdown,  will  not  be  worked  in  the  most  economical  manner.  It  is  true  that  many 
contractors  do  keep  some  spare  parts,  but  they  seldom  have  on  hand  enough,  or  the 
proper  ones,  due  to  the  fact  that  as  the  parts  are  used  to  replace  broken  ones,  new  ones 
tie  not  ordered  from  the  factory.  Then  either  one  of  two  things  occurs:  The  job  is 
shot  down  or  some  part  of  it,  or  the  machine  is  worked  with  the  broken  part  until  a 
new  one  can  be  ordered  and  put  in  place.  This  means  that  the  machine  is  racked  by 
the  work  it  does,  doing  permanent  injury  to  it.  A  good  blacksmith  shop  on  the  job, 
equipped  with  forge  for  heating  heavy  steel  and  with  stocks  and  dies  for  bolts  and  pipe, 
sad  with  good  drills  and  vises,  will  be  found  to  be  a  great  assistance  in  the  upkeep  of 
road  equipment.  For  heavy  machines  a  few  roller  bearing  or  small  hydraulic  jacks 
wiD  be  found  useful  in  making  repairs  and  renewals. 

"Small  tools  can  be  repaired  promptly  in  a  blacksmith  shop.  Attention  should  be 
given  to  these  as  well  as  to  the  larger  machines.  To  prevent  such  tools  being  lost, 
they  should  not  only  be  branded  with  a  die  of  the  contractor's  name  or  initials,  but 
they  should  likewise  be  painted  with  a  set  of  colors,  selected  by  the  contractor,  to 
designate  his  equipment  and  advertise  his  business.    These  colors  can  be  used  on 

the  head  of  some  tools,  and  in 

mast  cases  on  the  handles.  Tools     

cannot  be  thus  stolen  or  lost. 
All  bright  parts  of  took  and 
**********  that  cannot  be  painted     

should  be  well  greased  so  as  to     _ 

Steam  shovels 

Engines,  gas  or  steam 

Concrete  mixers 

Rock  crushers 

Pile  drivers 

Graders 

Plows 

Wagons  and  harm 

Mules 

Wheelbarrows. . . 
Concrete  carts . . . 
Fresno  scrapers. . 
Tents 


Life  of  Road  Construction 
Equipment  (31c).  "The Aria. 
Highway  Dept.  has  adopted  an 
equipment  depreciation  table  to 
be  used  in  cost  estimating.  The 
table  is  as  follows: 

"In  calculating  depreciation 
and  repairs,  it  is  usually  de- 
sirable to  separate  the  two. 
Estimate  depredation  for  the 
full  years,  bat  estimate  repairs 


Annual 
Depreciation 
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by  the  month  of  actual  work.  Thus,  in  the  case  of  a  steam  shovel,  the  annual  de- 
preciation may  be  estimated  at  6%,  and  the  repairs  may  be  estimated  at  2%  per 
month  of  single-shift  work.  Then  if  it  is  estimated  that  the  shovel  will  actually 
work  €  months  during  a  year,  the  depreciation  amounts  to  1%  and  the  repairs  2% 
per  month  of  actual  work.  Roadbuilding  equipment  averages  less  than  6  months* 
actual  work  in  the  northern  states,  probably  about  4  months.  This  runs  up  the  inter- 
est and  depreciation  charges  per  month  of  actual  work.  Thus,  with  annual  interest  at 
6%  and  depreciation  at  12%,  there  will  be  18%  for  the  year,  or  4.5%  per  working  month 
if  charged  entirely  against  the  working  time.  Add  to  this,  say,  2.5%  for  repairs,  and 
the  total  will  be  7%  per  working  month  for  interest,  depreciation  and  repairs." 

Small  Tools.  Picks.  The  pick  may  be  pointed  at  both  ends,  or  it 
may  have  one  end  flattened  to  a  chisel  point  for  use  in  trimming  up  slopes 
of  cuts.  The  pick  head  weighs  from  7  to  9  lb  and  is  made  of  a  high  grade 
steel,  the  points  being  made  of  crucible  tool  steel.  An  average  price  per 
dozen  for  pick  heads  is  about  $6.  Pick  handles  cost  from  SI. 60  to  S3 
per  dozen,  depending  upon  the  selection  and  finish  of  stock. 

Shovels.  A  pointed  shovel  with  a  short  D  handle  is  the  one  most 
commonly  used  in  grading  operations  in  the  United  States.  In  Europe 
the  same  style  of  shovel  with  a  long,  straight  handle  is  more  in  favor. 
Square-pointed  shovels  are  better  adapted  for  mixing  either  cement  or 
bituminous  concrete,  and  for  handling  sheet-asphalt  mixtures.  Scoop 
shovels  are  used  to  advantage  in  street-cleaning  operations,  for  handling 
sand  or  other  fine  material,  and  for  removing  snow.  Shovels  are  made  in 
different  sizes  and  of  different  grades  of  steel,  the  blades  having  either 
a  black  or  a  polished  finish.  The  following  table  (31b)  gives  prices  for 
shovels  with  black-finish  blades.  Shovels  with  square  or  round  points  with 
D  or  long  handles  are  the  same.  A  No.  2  shovel  is  the  size  generally  used. 
For  a  polished  finish  add  50  cents: 


Size 

Width 

of 

Blade, 

Inch 

Length 

Blade, 
Inch 

Extra 
Grade 

per 
Dozen 

First 
Grade 

per 
Dozen 

Second 
Grade 

per 
Dozen 

Third 
Grade 

per 
Dozen 

I 

94 
10^ 

12  X 
12  H 

$9.90 
10.20 
10.50 

18.70 
9.00 
9.30 

$7.20 

$5.70 

8 

4 

Mattocks  and  Bush  Hooks.  Mattocks  are  used  mainly  for  trimming 
up  slopes,  for  loosening  soils  full  of  roots,  and  around  stumps.  The  heads 
weigh  about  6  lb  each  and  the  average  price  is  about  $4  per  dozen. 
Handles  are  the  same  price  as  pick  handles.  Bush  hooks  are  used  mainly 
in  clearing  away  brush  and  small  undergrowth. 

Brush  Scythes  (27a).  "For  cutting  down  small  brush  a  brush  scythe  should  be 
used,  not  a  brush  hook  as  is  often  done.  With  the  hook  or  an  axe  the  man  using  it 
must  grab  each  piece  of  brush  with  one  hand  and  hit  it  with  the  hook  to  cut  it  off,  while 
with  each  stroke  of  the  scythe  from  two  to  a  dozen  pieces  of  brush  can  be  cut  down. 
Some  brush,  however,  is  too  heavy  to  be  cut  with  a  scythe,  and  then  it  is  necessary  to 
use  a  brush  hook.     For  large  saplings  and  trees  an  axe  must  be  employed." 

Hoes  and  Rakes.  Hoes  and  rakes  are  principally  used  in  shaping  up 
the  surface.  Hoes  are  also  used  in  street-cleaning  operations.  The  price 
of  hoes  is  about  $6  per  dozen  with  6-ft  handles. 

Wheelbarrows.     Wheelbarrows  are  made  of  wood,  steel,  or  with  a  wooden 

frame  and  steel  bowl.     The  wooden  form  is  more  commonly  used  in  Europe 

«  the  following  advantages  over  those  built  with  a  steel  bowl 
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or  all  steel.  (1)  It  is  cheaper;  (2)  it  is  more  cheaply  kept  in  shape  and 
15  much  better  adapted  for  quarry  work,  where  a  steel  bowl  is  liable  to 
become  much  abused  by  having  stone  thrown  into  it;  (3)  it  is  somewhat 
lighter  than  the  other  two.  On  the  other  hand,  if  it  is  desired  to  handle 
a  semifluid  material  or  a  concrete  or  bituminous  mixture,  a  barrow  with 
a  steel  bowl  will  serve  the  purpose  much  better.  The  weight  of  a  wooden 
wheelbarrow  is  about  60  lb  and  of  an  all-steel  barrow  75  to  80  lb.  They 
tie  made  in  different  sises,  those  having  a  capacity  of  3  to  4  cu  ft  being 
generally  used.  The  price  of  a  wooden  wheelbarrow  is  about  $2;  one  of 
all  steel  about  $7. 

Carts  and  Wagons.  A  one-horse  tip-cart  is  generally  built  with  2  wheels. 
The  body  tips  over  the  axle  in  discharging  its  contents.  The  bodies,  without 
side-boards,  have  a  capacity  of  about  21  to  24  cu  ft.  The  average  cost 
is  about  $50.  Two-horse  tip-carts  are  operated  on  the  same  principle, 
Hut  are  built  on  4  wheels.  They  hold  about  1H  cu  yd  of  material,  loose 
measurement.  They  cost  between  $50  and  $75.  Patent  bottom  dump- 
wagons  are  made  in  1,  1^,  2,  2}4,  and  3  cu  yd  sizes.  The  bottom  of  the 
wagon  is  made  up  generally  of  2  leaves,  hinged  either  to  the  sides  or  to  the 
ends  of  the  box.  The  doors  are  held  in  place  with  chains  which  are  wqund 
op  on  a  windlass,  operated  by  the  driver.  To  dump  the  load,  the  driver 
with  his  foot  kicks  a  release  lever  and  the  doors  fly  open,  thus  discharging 
the  load.  The  doors  are  closed  by  the  driver  turning  the  windlass.  While 
the  body  of  the  wagon  is  generally  made  of  wood,  the  bottom  doors  are 
sometimes  made  of  wood  and  sometimes  of  sheet-iron.  One  of  the  doors 
a  usually  provided  with  a  lip,  which  overlaps  the  joint  formed  by  the 
doors,  and  thus  prevents  the  material  from  sifting  thru.  The  price  of 
wagons  of  this  type  varies  from  $25  to  $200,  dependent  upon  the  capacity. 

Comparisons  of  Wagons  by  Ellis  (30).  "Four  kinds  of  wagons  have  been  used 
oa  road  building,  the  4-wheeled  bottom  dumping  wagon,  4-wheeled  2-horae  tip  cart, 
the  2-wheeIed  1-horae  tip  cart  and  the  4-wheeled  slat  wagon.  The  slat  wagon  offers 
ao  advantages  except  that  it  is  a  little  lighter,  lower  and  easier  to  load;  this  advantage 
a  outweighed  when  the  time  lost  in  dumping  and  turning  around  is  taken  into  con- 
aderatioci.  The  1-horae  tip  cart  is  economical  on  short  hauls  and  for  work  in  a  con- 
tracted space,  for  making  end  and  side  dumps  on  embankments  or  for  short  hauls  of 
Bone  to  crusher.  The  4-wheeled  tip  cart  hauls  and  is  handled  very  easily  on  road  work, 
but  the  weight  being  on  the  rear  wheels  it  is  very  destructive  to  the  road  surface  and 
■obgrade  and  much  time  lost  in  dumping  and  righting  the  wagon.  The  bottom  dump- 
ing wagon  can  be  used  anywhere  that  the  other  2-horae  wagons  can  be  used  and  is 
aore  economical  than  either.  The  expense  of  maintaining  the  roadway  is  very 
audi  less  than  with  the  tip  carts.  Material  can  be  dumped  more  quickly,  it  not  being 
■eeeasary  to  stop  while  dumping  and  the  material  can  be  distributed  to  better  advant- 
age than  with  the  other  types  of  wagons.  Any  wagon  used  on  road  work  should  have 
tires  not  teas  than  4  in  wide." 

Road  Drags.     See  Sect.  9,  Art.  14. 

Plows.  The  grading  plow  is  so  made  that  the  furrow  may  be  turned 
either  to  the  left  or  to  the  right.  The  function  of  the  shoe  or  wheel  near 
the  front  end  of  the  beam  is  to  regulate  the  depth  plowed.  An  ordinary 
grading  plow  will  make  a  furrow  about  10  in  wide 
and  from  6  to  12  in  deep.  The  price  of  grading 
plows  varies  from  $15  to  $30.     For  breaking  up 

Bardpan,  old  macadam,  or  other  stiff  material,  a  pj.  ^  RooteTplow 
rooter  plow,  as  illustrated  in  Fig.  1,  is  employed. 
A  plow  of  this  kind  is  generally  pulled  by  a  steam  roller  or  a  tractor.  If 
horses  are  used  it  may  require  from  6  to  12,  depending  upon  the  material 
plowed.     The  cost  of  rooter  plows  varies  from  $30  to  $40. 
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Drag  Scrapers.  A  drag  scraper,  as  shown  by  Fig.  2,  consists  of  a  pressed 
steel  bowl  to  which  a  bail  and  handles  are  attached.  They  have  capacities 
from  3  to  12  cu  ft.  These  capacities,  however,  are  figured  on  the  basis  of 
loose  measurement  and  for  a  scraper  heaped  full.     This  form  of  scraper 

wears  out  very  rapidly  on  its  cutting  edge  and  on  the 
bottom,  particularly  when  working  in  hardpan  or  gravel. 
The  price  of  drag  scrapers  ranges  from  $5  to  $15. 

Method  of  Operation.    A  drag  scraper  is  usually 
v  r  9     n       q^r*        drawn  by  1  or  2  horses.     To  load,  a  man  grasps  the 
\r.    .       rag  scraper   hanciieg  an(j  pU8hes  the  cutting  edge  down  into  the 

loosened  earth  as  the  scraper  is  pulled  along.  Then  the  full  scraper  is 
dragged  along  on  its  bottom  to  the  point  of  dump,  where  either  the  driver 
or  a  dump  man  takes  hold  of  one  or  both  of  the  handles  and  lifts  the  scraper 
so  that  it  turns  upside  down  about  its  cutting  edge. 

The  Fresno  or  Buck  Scraper  as  described  by  Frickstad  (86a).  "  It  consists  essentially 
of  a  pan,  open  in  front,  with  vertical  sides  and  back  to  hold  the  earth.  To  the  back  is 
attached  a  handle,  and  to  the  handle  a  piece  of  rope  for  convenience  in  manipula- 
tion. When  loaded  the  scraper  slides  on  the  pan,  but  when  empty  the  pan  tips  up 
and  rides  on  runners  to  save  wear  and  to  evade  irregularities  in  the  ground.  Two, 
four,  or  six  horses  are  used,  four  in  a  great  majority  of  cases.  The  capacity  of  a  4- 
horse  Fresno  is  6  or  8  cu  ft,  as  computed  by  multiplying  the  width  by  area  of  the 
ends,  but  the  amount  moved  depends  upon  the  character  of  the  earth,  the  manner 
of  manipulation,  and  the  hauling  ability  of  the  horses.  It  may  occasionally  be  leas 
than  the  amount  indicated,  and  is  frequently  more  than  1  cu  yd,  if  the  earth  is  moist 
and  adhesive  enough  to  pile  up  and  to  push  ahead  of  the  scraper.  The  usual  practice 
h  to  operate  the  scrapers  in  runs  of  3  to  8,  according  to  length  of  haul.  The  Fresno 
ij  generally  limited  to  a  haul  of  200  or  300  ft,  tho  of  course  the  nature  of  the  contractor's 
available  equipment  frequently  modifies  that.  It  requires  less  time  and  labor  to 
1  :ad  and  unload  than  does  a  wheeler,  but  the  expense  of  the  2  extra  horses  balanoee 
these  items  when  the  haul  exceeds  200  or  300  ft.  It  is  especially  useful  on  highways, 
en  light  railroad  work,  on  irrigation  and  drainage  ditches  where  the  cut  makes  the 
bank  or  is  wasted,  and  for  loading  large  cuts  into  cars  thru  a  trap.  A  steep  downhill 
haul,  far  from  being  a  difficulty  adds  tremendously  to  the  yardage  handled,  if  not 
too  long.     Records  range  from  28  to  ISO  cu  yd  per  scraper  per  day. 

"  Following  is  a  record  made  under  most  favorable  conditions,  in  Jan.,  1904.  Weather, 
clear  and  cold;  soil  dry,  breaking  readily,  being  loam,  sand  and  clay  in  irregular  beds; 
earth  moved  from  ditch  to  make  the  base  of  both  banks  of  canal,  extreme  lift  being 
about  10  ft;  a  small  amount  of  earth  hauled  as  much  as  200  ft: 

Foreman,  15  days  at  $4.60 $  67. 60 

Four-horse  Fresno  and  driver,  84  days  at  $5.30 445.20 

Six-horse  plow,  driver  and  holder,  13  days  at  $9 117.00 

Labor,  clearing,  helping  plow  holder,  etc,  30  days  at  $2 60.00 

Labor,  loading  scrapers,  32  days  at  $2 64.00 

$753.70 

Engineer's  estimate,  10  219  cu  yd.  Deducting  $38  as  the  cost  of  clearing,  the  cost 
per  yd  was  7  cents.  It  shows  122  cu  yd  moved  per  scraper  per  day,  and  it  is  certain 
that  the  average  would  have  been  130  cu  yd  had  all  hauls  over  100  ft  been  eliminated. 
"  Following  is  a  record  of  extremely  difficult  conditions.  The  earth  was  thoroly  mixed 
with  stone,  in  all  sizes  up  to  5  cu  ft.  The  greater  part  of  these  had  to  be  taken  to  the 
outer  edge  of  the  embankment.  The  material  was  hard  to  plow  and  harder  to  load. 
It  was  all  used  in  making  the  banks,  mainly  on  one  side,  with  little  longitudinal  haul. 

Foreman,  16.5  days  at  $3 $  49.50 

Four-horse  Fresnos,  61.6  days  at  $5.30 325.95 

Two-horse  stoneboat,  11.2  days  at  $3.66 40.88 

Four-horse  plow,  etc,  6.5  days  at  $7.40 , . .       48. 10 

Six-horse  plow,  5.2  days  at  $9 46.80 

Labor  loading  scrapers  and  stoneboat,  76.2  days  at  $2 152.40 

$663.63 
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Tfrtfmntf  3300  cu  yd.  Supposing  the  11.2  stoneboate  to  have  been  equal  to  3H  Fresnos 
tins  would  give  68.6  cu  yd  per  day  per  Fresno.  The  coat  would  be  about  17H  cents 
per  yd." 

Wheel  Scrapers.  A  wheel  scraper,  Fig.  3,  is  similar  m  shape  to  a  drag 
scraper,  but  the  bowl  is  fixed  to  2  wheels-  fitted  with  a  pole  and  is  usually 
drawn  by  2  horses.  They  have  capacities  of  9  to  18  cu 
ft.  Scrapers  with  4  wheels  are  also  manufactured.  The 
price  of  this  type  of  scraper  varies  from  $30  to  $75. 

Method  or  Operation.    A  wheel  scraper  is  operated  _ 

as  follows:  As  it  is  pulled  thru  the  plowed  material  in  to^T  wheel  Scraner 
Ms  lowered  position,  a  man  grasps  the  small  handles  ' 

at  the  rear  of  the  bowl  and  tilts  the  bowl  so  that  the  cutting  edge  en- 
gages with  the  earth.  When  the  scraper  is  full,  he  pulls  down  on  the  long 
lever  at  the  rear,  which  raises  the  bowl  from  the  ground.  The  lever  is 
locked  by  a  catch  and  the  scraper  is  hauled  to  the  dump.  On  the  small-size 
scrapers  no  snatch  team  is  used;  on  the  medium  size  a  snatch  team  is  gen- 
erally used;  and  on  the  large  size  a  snatch  team  is  always  used.  A  snatch 
team  consists  of  a  pair  of  horses,  which  is  hitched  to  the  pole  in  front  of 
the  team  dragging  the  scraper  during  the  process  of  loading. 

Cost  Data.  Lawrence  (47)  states  that:  "In  one  job  recently  completed  (1917), 
four  Baker-Maney  4-wheeled  scrapers  were  used,  each  of  1  cu  yd  capacity,  using  a  hoist- 
ing engine  instead  of  a  snap  team  for  loading  the  scraper.  The  total  amount  of  ex- 
eavation  in  this  job  was  4166  cu  yd.  The  dump  was  about  760  ft  way,  making  the 
sverage  round  trip  of  the  scraper  1500  ft.  These  scrapers  averaged  about  40  trips  in 
a  9-hr  day.  The  final  cross-sections  of  the  work,  when  compared  with  the  total  num- 
ber of  loads,  showed  that  the  average  amount  carried  was  just  about  1  cu  yd  per  load. 
The  soil  was  part  top  soil  and  part  day  and  the  depth  of  excavation  averaged  about 
4  ft.  The  daily  cost  of  moving  100  yd  was  as  follows:  1  foreman,  $5.00;  1  snapman, 
$3.00;  1  hoisting  engine,  $4.00;  1  engineer,  $2.00;  H  ton  coal,  $2.00;  oil  and  water,  $.50; 
repairs,  $-35;  4  scrapers,  1  cu  yd  capacity,  $28.00;  1  plow  team,,  $7.50;  1  plow  man, 
$3.00;  depredation  on  4  scrapers,  $6.00;  total  cost  per  day,  $61.35.  This  gives  about 
40  cents  a  cu  yd.  This  cost  could  have  been  reduced  by  using  two  more  scrapers  on 
the  work,  as  the  four  scrapers  did  not  keep  the  loading  engine  busy,  and  the  plow  team 
could  have  loosened  from  850  to  400  cu  yd  per  day." 

Table  I. — Cost  of  Excavation  of  Loam  and  Clay  with  Four- Wheel  Scraper  (48) 

2 fireman,  at  $8 $6.00 

leableman 2.00 

7  teams  and  drivers,  at  $5 35 .00 

Total  cost  of  labor  per  10-hr  day $43 .00 

Cost  of  labor  per  cubic  yard  excavated,  $43/800 0 .053 

1  traction  engine  and  operator 16 .00 

Cost  per  cubic  yard  excavated,  $16/800 0 .02 

SoperVision  and  general  expenses 3.00 

Interest  on  investment  (7%  of  $1800) % 0.62 

Depredation,  based  on  5-year  life 0.88 

Repairs,  estimated 1.00 


Total  general  and  overhead  expenses $5 .  60 

Cost  per  cubic  yard  excavated,  $5.60/800 0.007 

Total  cost  of  work  per  day 64 .50 

Total  amount  of  excavation,  cubic  yards 800 

Cost  of  work  per  cubic  yard  excavated,  $64.50/800 0.08 

light  Street  Grading  in  Chicago,  as  described  by  Stivers  (58).  "The  grade  of 
the  streets  is  usually  a  little  above  that  of  the  flat  adjoining  land.  A  cut  of  1  ft  to 
18  m  has  to  be  made,  removing  the  old  earth  road  and  bringing  the  grade  down  to 
7  in  below  the  inside  upper  edge  of  the  gutter.  On  some  of  the  streets  many  of  the 
adjoining  lots  are  unimproved  and  the  excavated  material  can  be  spread  over  them, 
fringing  them  up  to  the  sidewalk  grade.  On  others,  the  earth  must  be  carried  several 
Mocks  before  it  can  be  wasted.    The  outfit  consists  of  a  run  of  5  Maney  4-wheel  scr 
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era,  loaded  by  a  10-ton  Buffalo-Pitts  steam  roller  of  the  macadam  type.  The  Maneys 
bite  into  the  old  earth  roadway  easily,  taking  'an  unusually  full  load  at  each  trip. 
The  roller  has  plenty  of  power  and  loads  the  scrapers  with  seemingly  little  effort. 
The  loaded  scrapers  are  driven  onto  adjoining  lots  and  dumped  to  spread  the  material 
to  a  depth  of  about  1  ft." 

U.  S.  O.  P.  R.  Comparison  of  Grading  with  Drag  Scrapers,  Wheel  Scrapers,  and 
Wagons  (50).  "The  choice  of  proper  implements  to  employ  in  moving  material 
from  excavation  to  embankment  depends,  first,  on  the  nature  and  quantity  of  the 
material  to  be  moved,  and,  second,  on  the  length  of  haul.  In  general,  where  the  ma- 
terial consists  of  earth  it  is  loosened  with  plows  and  the  economical  method  of  hauling 
is  fixed  by  the  haul  length  about  as  follows:  For  lengths  of  haul  not  exceeding  160  ft, 
drag  scrapers;  for  lengths  of  haul  between  150  ft  and  600  ft,  wheeled  scrapers;  for 
lengths  of  haul  above  600  ft,  wagons.  Where  the  material  consists  of  solid  rock  it 
must  be  loosened  by  drilling  and  blasting  and  practically  always  is  hauled  in  wagona 
or  carts,  regardless  of  the  haul  length. 

"  Drag  Scrapers.  In  operating  drag  scrapers  the  drivers  also  may  load  and  empty 
the  scraper,  but  frequently  it  is  economical  to  provide  additional  laborers  for  this 
purpose.  With  a  haul  length  of  100  ft  and  the  teams  moving  steadily,  1  laborer, 
should  be  able  to  load  or  empty  and  spread  the  material  for  about  3  scrapers.  For 
scraper  work  to  be  effective  the  material  to  be  excavated  must  be  thoroly  loosened 
by  the  plows  and  should  be  free  from  large  roots  or  stones.  Where  such  obstructions 
occur  time  is  saved  by  having  them  removed  by  hand  during  the  progress  of  the 
plowing. 

"The  average  small  organization  for  carrying  on  road-grading  work  with  drag 
scrapers  is  made  up  about  as  follows.  Force:  1  foreman,  4  to  6  scraper  drivers,  2 
laborers  for  loading  scrapers,  2  laborers  for  dumping  and  spreading,  1  driver  for  plow, 

1  laborer  to  hold  plow,  1  laborer  for  trimming  shoulders,  etc,  4  to  6  two-horse  teams 
for  scrapers,  1  or  2  two-horse  teams  for  plow.  Total,  1  foreman,  14  laborers,  and  7 
teams.  Tools:  6  drag  scrapers,  capacity  5  cu  f  t,  1  road  plow,  2  picks,  2  axes,  2  mat- 
tocks, 3  shovels.  The  force  employed  should  vary  somewhat  with  the  haul  length, 
which  is  usually  between  25  and  150  ft.  Under  average  conditions  an  organization 
such  as  that  described  above  should  move  from  300  to  350  cu  yd  of  earth  per  10-hr  day. 

"An  objectionable*  feature  of  drag-scraper  work  is  that  the  embankments  tend 
to  settle  very  irregularly.  The  reason  is  that  the  successive  loads  are  not  spread 
out  uniformly  as  they  are  dumped,  but  are  deposited  as  a  succession  of  rather  com- 
pact cores  with  the  intervening  spaces  consisting  of  comparatively  loose  material. 
The  loose  material  settles  more  than  the  compacted  spots,  and  this  unequal  settlement 
produces  pockets  in  the  surface  which  hold  water  and  gradually  become  deepened 
under  the  action  of  traffic.  Where  the  material  to  be  moved  is  loose  and  light,  such 
as  the  prairie  soils  of  the  Middle  West,  this  objection  can  be  overcome  largely  by 
substituting  Fresno  or  Buck  scrapers  for  the  common  type  of  drag  scrapers.  One 
of  the  principal  advantages  of  Fresno  scrapers  is  that  the  runners  may  be  adjusted 
to  spread  out  the  load  to  any  desired  depth  from  2  or  3  in  up  to  12  in  and  this  better 
distribution  of  the  material  in  the  embankment  tends  to  prevent  inequalities  from 
developing  in  the  finished  road  surface. 

"Wheeled  Scrapers  are  used  to  a  greater  extent  in  road  grading  than  either  drag; 
scrapers  or  wagons.  The  reason  for  this  is  that  in  road  work  the  haul  length  falls, 
more  frequently  than  otherwise*  within  the  limits  for  which  wheeled  scrapers  are 
economical. 

"A  small  organization  for  carrying  on  grading  work  with  wheeled  scrapers  may  be 
made  up  about  as  follows.     Force:   1  foreman,  6  to  11  drivers,  1  laborer  for  plowing;, 

2  laborers  for  loading  scrapers,  2  laborers  for  dumping  and  spreading,  1  laborer  to 
trim  slopes,  etc,  1  two-horse  team  for  plow,  4  to  8  two-horse  teams  for  scrapers,  1  or  2 
two-horse  snatch  teams.  Total:  1  foreman,  17  laborers,  11  teams.  Tools:  8  wheeled 
scrapers,  capacity  11  to  15  cu  ft,  1  road  plow,  2  picks,  2  mattocks,  2  axes,  3  shovels. 
The  force  employed  should  vary  with  the  haul  length,  usually  from  150  to  600  ft. 
Six  to  eight  scrapers  should  be  employed  where  the  haul  exceeds  250  ft.  Where 
necessary  one  of  the  snatch  teams  may  be  used  to  assist  the  plow  teams.  Such  an 
outfit  Bhould  move  from  200  to  250  cu  yd  of  earth  per  10-hr  day. 

"Where  wagons  are  used  for  hauling  and  the  excavation  is  fairly  light,  it  is  cus- 
tomary and  economical  to  loosen  the  material  with  plows  and  to  load  it  into  the  wagons 
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It  tin  eicavslion  i«  fairly  heavy  and  sufficient  in  amount  to 
*  outlay,  it  u  economical  juineLlmaB  to  employ  ■  small  nteam 
d  loadine  the  nutiriiL  The  steam  ehovela  used  ordinarily 
h  mad  work  have  a  dipper  capacity  of  from  H  to  %  cu  yd.  Under  fairly  favorable 
coaditiona  steam  ahovela  of  thaw  sixes  can  be  made  to  load  from  400  to  500  cu  yd 
at  stiff  earth  per  10-hr  day.  Where  the  material  la  loosened  by  means  of  plows  and 
je  small  grading  Kane;  may  consist  of  1  foreman.  S  laborer* 
>r  plowing.  9  laboren  for  loading,  2  laborers  for  spreading,  and  a  sufficient 
hauling  to  keep  the  above  force  busy.  With  such  a  force  the 
maxim  rtm  efficiency  varies  from  about  S  for  a  600-ft  haul  up 
of  1  mil*.  Ordinarily,  one  of  the  plow  teams  may  be  employed 
t  a  part  of  the  time.  Under  average  conditions  such  a  force 
■  that  described  above  should  move  about  ISO  cu  yd  of  earth  per  10-hr  day." 

Bond  Graders.  There  are  several  different  types  of  road  graders.  The 
4-wheel  machines.  Fig.  4,  have  blades  from  7  to  8  ft  loon;,  made  up  of  two 
parts,  a  cutting  edge  and 
s  mold  board.  The  blade 
a  suspended  from  a  part 
of  a  full  circular  frame  at- 
tached to  the  machine. 
By  turning  the  large  wheels 
the  blades  may  be  tilted  at 
any  desired  angle  with  the 
vertical.  It  is  also  possi- 
ble to  turn  the  blade  thru 
any      desired      horizontal 

uude.  In  some  types  of  machines  the  blade  is  given  a  forward  or  backward 
ult  by  attachments  fixed  directly  to  the  blade,  while  in  others  the  blade  is 
bed  in  this  respect,  and  the  tilt  is  obtained  by  lowering  or  raising  the  front 
tad  of  the  frame  over  the  front  axle.  It  is  also  possible  in  some  types  to  shift 
(be  blade,  sideways  bo  as  to  project  beyond  the  wheels  for  some  distance, 
which  is  a  great  convenience  in  Riling  in  ditches  or  cutting  down  banks. 
The  framework  is  generally  made  of  steel  shapes,  altho  wood  is  sometimes 
used.  Another  feature  of  many  of  the  4- wheel  machines  is  that  the  rear 
■  axle  is  made  telescopic  so  that  cither  wheel  may  be  shifted  in  a  lateral 
direction.  This  adjustment  enables  the  rear  wheels  to  straddle  a  furrow 
or  to  engage  with  the  side  of  the  banks  and  thus  prevent  side  slip.  In 
same  makes  the  rear  axle  is  pivoted  so  that  it  will  turn  thru  a  small  hori- 
sontal  angle,  helping  the  machine  to  keep  in  place  when  in  the  center  of 
Ihe  road.  There  are  some  types  also  in  which  the  rear  wheels  are  so  fixed 
to  the  axle  that  they  may  always  be  made  perpendicular  to  the  slope  on 
srbjcb  the  machine  is  travelling.  All  of  these  different  adjustments  are 
earned  out  by  one  man,  who  stands  on  the  rear  of  the  machine  and  operates 
Iht  various  wheels  and  levers,  all  of  which  are  within  easy  reach.  A  4- 
■heel  machine  weighs  about  3000  lb,  and  the  price  varies  from  S200  to 
1SX).  Various  types  of  2-wheel  scrapers  are  also  manufactured  which 
■eigh  from  600  to  800  lb.     The  price  varies  from  S150  to  1175. 

Method  or  Opehstion-.  In  grading  by  means  of  a  scraper  the  dry  grass 
and  sod  is  first  burnt  off.  A  cut  is  then  made  at  the  edge  of  the  ditch. 
Using  the  point  of  the  blade,  the  latter  being  set  at  a  sharp  angle  so  that 
only  the  point  and  a  very  short  length  of  the  blade  come  in  contact  with 
the  ground.  On  the  next  round  the  blade  is  lowered  to  a  flatter  angle  and 
the  earth  is  moved  along  the  blade  toward  the  center  of  the  road.  By 
making  several  rounds  of  the  scraper  in  this  manner  the  road-bed  is  crowned 
■p  at  the  center.     To  smooth  out  the  road-bed,  the  surface  is  first  the- 
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harrowed  to  break  up  the  large  lumps,  and  then  the  scraper  is  drawn  along 
the  road  with  the  blade  set  at  right  angles  to  the  center  line  of  the  road. 
When  a  reversible  machine  is  used  the  blade  is  turned  around  so  that  the 
convex  side  is  ahead.  A  plow  is  not  necessary  in  scraper  work,  since  the 
machine  can  generally  do  all  the  plowing  desired  with  the  point  of  the  blade. 
In  order  not  to  get  a  soft  road  it  is  not  advisable  to  move  the  earth  up 
with  the  scraper  in  layers  over  4  in  deep.  In  some  cases  from  1  to  3  furrows 
are  plowed  at  the  ditch  side  of  the  road,  the  material  being  turned  toward 
the  center.  The  scraper  is  then  set  to  work  at  the  furrow  nearest  the 
center,  and  it  moves  over  from  this  furrow  toward  the  center  only  about 
as  much  earth  as  is  loosened  by  the  first  round  of  the  scraper.  The  next 
furrow  is  moved  over  in  a  similar  manner,  and  the  process  is  repeated 
until  the  last  furrow  is  reached,  which  is  moved  over  in  turn.  The  road  is 
then  smoothed  out.  The  4-wheel  machines  for  heavy  work  require  from 
4  to  6  horses,  whereas  2  horses  are  used  when  the  work  is  light.  On  the 
lighter  2-wheel  machines  from  2  to  4  horses  are  necessary-,  depending  upon 
the  character  of  the  work. 

U.  S.  O.  P.  R.  Directions  Covering  Use  of  Road  Graders  (50).  "Before  any 
machine  work  is  done  the  area  to  be  graded  should  be  either  burned  or  mowed  over 
so  as  to  remove  all  grass  and  weeds.    The  grading  then  should  proceed  as  follows: 

1.  Set  a  row  of  stakes,  100  or  200  ft  apart,  along  the  inside  edge  of  each  side  ditch. 
The  purpose  of  these  stakes  is  simply  to  aid  the  driver  in  making  the  initial  furrow 
of  the  machine  conform  with  the  line  of  the  road,  and  since  the  stakes  are  destroyed 
by  the  first  furrow  Jihey  need  be  only  sufficient  to  serve  this  temporary  purpose. 

2.  Set  the  blade  of  the  grading  machine  at  an  angle  of  about  30°  with  the  road, 
so  that  the  material  loosened  by  the  cutting  point  of  the  blade  will  be  moved  in  toward 
the  center  of  the  road;  also  lower  the  cutting  point  and  raise  the  heel,  so  that  the 
blade  will  plow  an  initial  furrow  about  6  in  deep  and  about  18  in  wide.  Then  make 
the  initial  trip  with  the  point  of  the  blade  cutting  about  18  in  outside  of  the  stake 
line  and  the  outside  rear  wheel  of  the  machine  against  the  face  of  the  furrow.  The 
material  loosened' by  the  first  furrow  then  will  escape  under  the  blade  in  a  ridge  just 
inside  the  stake  line. 

3.  Readjust  the  machine  so  that  when  the  outside  horses  follow  the  initial  furrow 
in  making  the  second  trip  the  blade  will  cut  a  new  furrow  of  Bomewhat  less  width 
than  the  first  and  the  outside  rear  wheel  will  follow  the  face  of  the  n3w  furrow.  Then 
make  successive  trips  with  the  machine  adjusted  in  this  way  until  the  outside  edge 
of  the  side  ditch  is  approached,  except  that  after  each  two  trips  it  is  well  to  rest  the 
team  by  readjusting  the  blade  and  pushing  the  loosened  material  over  toward  the 
center  of  the  road.  For  this  latter  work  the  blade  may  be  set  at  a  greater  angle  with 
the  road,  and  the  heel  should  be  lowered  and  the  point  raised,  so  that  the  cutting 
edge  will  conform  closely  to  the  crown  of  the  road  while  the  machine  is  in  operation. 

4.  Repeat  the  above  described  operation,  omitting  the  stakes  and  beginning  about 
18  in  farther  from  the  center  each  time,  until  the  side  ditches  are  excavated  to  the 
required  depth  and  the  road  is  approximately  to  the  required  cross-section. 

6.  Bring  the  outside  faces  of  the  side  ditches  to  a  uniform  slope  by  making  one 
or  two  trips  of  the  machine  with  two  wheels,  one  front  and  one  rear,  on  the  bank 
and  the  cutting  edge  of  the  blade  against  the  slope. 

6.  Make  several  trips  over  the  road,  cleaning  out  the  ditches  and  smoothing  up 
the  surface.  The  last  few  trips  should  be  made  with  the  blade  reversed,  as  this  method 
tends  to  produce  a  better  compacted  surface.  But,  in  any  event,  it  is  necessary  that 
during  the  first  few  months  after  the  grading  is  completed  the  road  surface  should  be 
kept  smooth  while  it  is  being  compacted  under  traffic.  To  do  this  may  require  fre- 
quent use  of  the  grading  machine  or  the  drag." 

Elevating  Graders.  The  principal  parts  of  the  elevating  grader,  shown 
in  Fig.  5,  are  the  plow  and  mold  board  and  the  elevating  belt.  A  disk 
plow  is  sometimes  substituted  for  the  pointed  plow.  The  mold  board  back 
*rf  the  plow  is  shaped  so  as  to   deliver  the  furrow  to  the  elevating  belt 


Art.  -I         Grading  Machinery,  Methods  of  Use  and  Cost  Data'  439 

with  an  little  loss  as  possible.      The  elevating  belt  carriers  are  made  in  3 
Is  5  ft  sections,  so  that  any  length  from   Id  to  30  ft  can  be  obtained  in 
•erne  of  the  larger  machines.     The  carrier  is  run  either  with  sears  driven 
by  the  wheels  or  by  a  gasoline 
engine  set  on  the  rear  of  the 
trader.      When  the  carrier  is 
driven  by  an  engine  it  requires 

chine.     The  price  of  an  elevat  - 
ing  grader  is  about  11000. 

Method    of    Operation. 
For  heavy  work  the  grader 

requires    12   horses,   H   being  Fig.  6.     Elevating  Grader 

bitched  in  front  and  4  in  the 

rear,  2  drivers  and  2  operators  on  the  machine,  who  operate  the  various 
levers  controlling  the  movements  o[  the  plow  and  belt.  A  25-hp  traction 
engine  may  be  used  in  place  of  the  horses.  The  grader,  as  it  moves  along, 
plows  up  the  earth,  which  is  thrown  onto  the  elevating  belt  and  discharged 
over  its  end,  either  onto  the  road  or  into  wagons.  See  Sect.  9.  Art.  10. 
Table  n.- -Comparative  Cost*  of  EicvmHod  of  Earth  with  Elevating  Grader  with 
Anirwi  Power  and  Gasoline  Tractor  (41) 
Animal  Power 

t  driven,  at  12.60   '.'.'".  &\00 

1  operator 8.00 

Total  labor  coat. 12B.50 

.6 II. 20 

u  10-year  Ufa    2.00 

Kopam  ana  genera  expenses 1.30 

Total  gertermi  ,  i  prose*        ,    ...............................  4 .  60 

Total  cost  >or  10-hr  day,, JSoToO 

Excavated  per  day ,  ,  8D0  cu  yd 

Cost  per  cubic  yard    S.7Seents 

Gaboumb  Tkactos 

;     lengineer      .. 16.00 

Total  labor  cost....    . "  18.00 

Gasoline,  311  g*J  *t  16  cants 14.00 

Cylinder  ou.  1  h  gal.  at  86  cent*              0.64 

Grease.  2  lb   0.20 

Repair*,  waste,  eU .  0.76 

Tots)  power  eoat 6.00 

Interest  on  Invesunent  at  6% 12-40 

Depreeiatigri.  bawd  on  10-year  life.. 4.00 

Repairs  and  general  npensee 1.60 

Total  general  expenses   , 8.00 

Total  cost  I."  10-hr  day 122.00 

Kicavmted  per  day .  1000  cu  yd 

Cost  per  cable  yard .    .    2.2  cents 

Traction  Turbine  Grader  (Slgl.  'The  mactune  moves  forward  under  its  own 
power,  digs  the  road-bed  to  grade  and  elevates  anil  loads  the  auu;l  Into  trucks  or  wagons. 
Tbe  digging  action  Is  accomplished  by  a  rotating  cylinder,  on  which  are  mounted  12 
backets.  On  the  cutting  edge  of  these  are  rooters,  which  dig  out  the  material,  tumbling 
it  back  into  the  buckets  which  elevate  and  dump  it  on  the  belt  conveyor,  extending  at 
right  angles  from  the  sides  of  the  grader  in  position  to  discharge  the  material  directly 

Boras  forward  at  any  of  three  speeds,  according  to  depth  of  cut  and  charade" 
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ferial.  The  weight  of  the  grader  is  carried  on  two  seta  of  multiplanes,  which  do  away 
with  planking  and  prevent  settling.  The  machine  is  built  to  dig  and  load  from  60  to 
100  cu  yd  per  hr.  On  some  jobs  it  is  estimated  that  the  excavation  can  be  done  at  a 
cost  of  3  cents  per  cu  yd.  For  an  8-in  cut  in  old  macadam,  the  cost  of  digging  and  load- 
ing this  material  into  trucks  was  about  4  cents  per  cu  yd." 

"  Elevating  Grader  for  Trench  Work  (82a).  A  machine  specially  designed  and 
built  for  street-grading  work,  practically  a  heavy  shallow-trench  traction  digger,  is 
now  in  operation  in  Chicago.  In  this  equipment,  the  excavating  unit,  a  vertical 
flight  of  heavy  digging  buckets,  carried  on  a  triangular  frame,  is  mounted  on  the  rear 
of  a  long  4-wheeled  truck.  At  the  top,  the  flight  8t  d*ffFwg  buckets  has  two  points 
of  support,  carrying  it  almost  horizontally  over  a  transverse  belt  of  steel  slats,  which 
distributes  the  excavated  material  to  either  side  as  required.  On  the  truck  is  mounted 
a  horizontal  boiler  with  superimposed  horizontal  engine.  The  rated  capacity  of  the 
machine  is  from  40  to  60  cu  yd  per  hr.  Three  principal  elements  make  up  the  equip- 
ment, the  digging  and  elevating  unit,  the  distributing  unit  and  the  truck,  power  equip- 
ment, traction,  steering  gear,  etc  The  digging  system  embraces  a  flight  of  11 
heavy  buckets  33  in  wide,  with  an  individual  capacity  of  H  cu  f t.  This  flight  revolves 
so  as  to  dig  upward  and  into  the  earth,  and  along  the  lower  side  works  in  an  elevator 
channel  of  heavy  steel  plate.  The  digging  buckets  are  fitted  with  detachable  and 
renewable  teeth  and  cutting  edges. 

"Method  op  Operation.  The  buckets  dig  a  trench  33  in  wide,  4  to  86  in  deep. 
The  train  of  buckets  is  mounted  off  center,  so  that  the  outer  edge  of  the  trench  is 
8  in  outside  of  the  tread  of  the  rear  traction  wheel.  This  allows  digging  close  up 
against  a  curb.  The  depth  of  digging  is  controlled  by  means  of  a  rack  and  pinion 
on  each  side. 

"  When  digging,  the  grader  moves  forward  automatically,  an  eccentric  rod  from  the 
main  countershaft  and  a  dog  and  ratchet  carrying  a  slow  motion  down  to  the  rear 
wheels  by  sprocket  and  chains.  The  machine  is  driven  forward  at  a  speed  of  from 
5  to  20  ft  per  min,  depending  on  the  material.  The  transverse  distributing  unit,  a 
belt  built  of  steel  cross-slats  on  rollers  11  ft  apart,  is  mounted  so  as  to  be  fed  by  the 
backets  as  they  dump,  and,  moving  at  about  300  ft  per  min,  shoots  the  material  into 
wagons  on  either  side.  The  belt  is  18  in  wide,  and  the  slats  are  turned  up  at  both 
ends  so  as  to  form  a  retaining  channel.  The  conveyor  can  be  run  so  as  to  load  wagons 
at  either  side,  as  the  work  may  require." 

"Elevating  Grader  for  Street-Car  Track  Grading  (3 Id).  This  machine  is  stated 
to  be  particularly  adapted  to  grading  in  connection  with  street  paving  work,  especially 
where  it  is  desirable  or  necessary  to  haul  the  earth  in  dump  wagons  and  where  space 
is  limited  as  in  many  points.  It  is  also  adapted  to  excavating  trenches  for  street  rail- 
way tracks.  It  cuts  a  strip  SH  ft  wide,  and  will  excavate  2  or  3  in  deep,  or  as  deep 
as  5H  ft,  the  cutting  wheel  working  on  a  boom  being  instantly  adjustable  by  a  screw 
raising  or  lowering.  An  indicator  is  provided  so  that  the  operator  can  run  true  to  a 
grade  line.  The  earth  is  deposited  in  dump  wagons  and  the  production  is  claimed 
to  be  so  uniform  that  the  number  of  teams  each  day  can  be  properly  proportioned 
to  the  length  of  haul  so  that  there  will  be  not  over  ^  min  lost  team  time  at  the  machine 
on  each  trip." 

Tractors  or  Hauling  Engines.  There  are  on  the  market  many  types  of  steam 
and  gasoline  traction  engines  suitable  for  hauling  grading  machinery.  For 
many  classes  of  grading  work,  their  use  is  more  economical  than  the  employ- 
ment of  horses  or  mules.  Numerous  examples  of  the  work  in  connection 
with  which  they  have  been  used  efficiently  are  cited  thruout  this  Article. 

Essential  features  which  should  be  possessed  by  a  tractor  for  grading 
work  are  as  follows:  (1)  Sufficient  power  for  hauling  the  several  types  of 
grading  machines  under  the  variety  of  conditions  on  which  it  is  expected 
it  will  be  used;  (2)  adequate  mechanical  strength;  (3)  simple  mechanism 
enabling  it  to  be  easily  steered,  controlled  and  otherwise  operated;  (4) 
driving  wheels  of  large  diameter  and  of  such  width  as  to  enable  the  tractor 
to  operate  efficiently  on  soft  ground. 

A  combination  roller  and  traction  engine  may  be  economically  used 
Lractor  for  light  grading  work,  scarifying  and  general  hauling  purposes, 
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bat  where  continuous  hauling  of  grading  machines  is  required,  the  tractor 
a  more  economical. 

Steam  Shovels  by  McDaniel  (48).  "  The  steam  shovel  is  one  of  the  most 
efficient  and  universally  used  of  all  modern  excavators.  The  original  type 
of  shovel  with  fixed  platform  has  been  generally  employed  in  cuts  deeper 
than  5  ft  when  the  yardage  was  sufficient  to  warrant  its  use.  Highway 
construction,  however,  usually  involves  the  excavation  of  a  succession  of 
light  cuts  with  depths,  varying  from  a  few  inches  to  a  few  feet.  Hence  the 
steam  shovel  has  been  little  used  on  road  construction  prior  to  the  advent 
of  the  revolving  shovel. 

"  The  revolving  shovel  is  a  machine  of  small  capacity,  light  weight, 
rapid  action  and  easy  portability.  The  principal  features  of  this  type  of 
»hovel  are  the  full-circle  swing  and  separate  hoisting,  swinging  and  crowding 
engines,  the  last  of  which  provides  for  thrusting  the  dipper  forward  into  the 
earth  and  prying  up  hard  materials.  Its  especial  adaptability  to  highway 
construction  of  all  kinds  has  been  proved  by  its  efficient  excavation  of  cuts 
from  6  in  to  15  ft,  of  all  classes  of  earth,  and  of  street  pavements  and  hard 
road  surface  materials,  and  by  its  ability  to  operate  over  grades  up  to  10%, 
make  cuts  to  a  smooth  and  uniform  grade  and  side  slopes,  and  load  cheaply 
into  wagons,  or  overcast  in  sidehill  work. 

"  The  average  engineer  or  contractor  conceives  of  the  economic  field  of 
toe  revolving  shovel  as  in  heavy  excavation  only.  However,  the  experience 
of  many  contractors  has  clearly  demonstrated  the  efficiency  and  economy 
of  the  use  of  the  revolving  shovel  in  very  shallow  excavation,  such  as  ex- 
cavation for  street  pavement  and  foundations  and  the  removal  of  old 
street  surfaces  and  pavements. 

"Output  or  Shovel.  Ordinarily  a  shovel  will  be  in  actual  operation 
&bout  40%  of  the  working  time.  Some  of  the  conditions  affecting  shovel 
operations  are:  Character  and  physical  conditions  of  the  soil;  presence  of 
obstructions  in  soil,  such  as  boulders,  roots,  pipes,  old  foundations,  etc; 
depth  and  width  of  cut;  size,  make  and  capacity  of  shovel;  experience  and 
efficiency  of  operator.  Altho  it  is  impossible  to  state  any  definite  rules 
governing  the  capacity  and  limitations  of  a  revolving  steam  shovel  in 
•hallow  excavations,  the  data  in  Table  III,  which  have  been  compiled  from 
rarious  sources,  may  be  suggestive.  This  table  is  based  on  the  use  of  a 
revolving  shovel  equipped  with  %-yd  dipper,  efficiently  operated  under 
average  working  conditions  for  a  10-hour  day.' 


»» 


Table  m. — Performances  to  be  Expected  of  a  Revolving  Steam  Shovel  in 

Shallow  Excavations 


Classification  op  Material 

Depth 

of 

Cot 

Loose 

Earth 

Packed 

Earth 

Hardpan 

Pavements 

in 
ladies 

Yardage 

No. 
Ob- 

serva- 
tions 

Yardage 

No. 

Ob- 
■erva- 
ttons 

Yardage 

No. 

Ob- 
serva- 
tions 

Yardage 

.   No. 
Ob- 
serva- 
tions 

1*.... 
12.... 
9 

w  a    •    m     m 

860 
800 
250 
200 

12 
5 
8 
1 

280 
240 
200 
160 

9 

7 

4 
3 

225 
175 
150 
100 

8 

4 
1 
1 

300 
250 
200 
150 

2 

4 

9 
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Steam  Shovel  Excavation  of  Macadam  (51).  "The  shovel  used  was  a  14-1 
Bucyrus,  equipped  with  a  %-yd  dipper.  This  machine  is  of  the  traction  type  an 
was  operated  on  platforms.  The  digging  was  unusually  heavy.  The  material  wi 
a  hard  packed  macadam  containing  a  large  number  of  big  boulders,  running  up  i 
many  cases  to  8  ft  in  diameter.  The  cut  ranged  from  12  to  18  in  in  depth.  Eac 
20-ft  roadway  was  taken  by  the  shovel  in  one  cut.  The  ability  of  the  shovel  to  tak 
a  long  horizontal  direct  thrust  enabled  it  to  fill  the  dipper  very  easily  at  this  deptl 
As  a  result  even  in  this  shallow  digging  a  2-yd  dump  wagon  could  consistently  b 
filled  with  8  swings." 

Steam  Shovel  Grading  in  Oregon  (26).  "The  cut  was  made  with  a  side  slop 
of  1  on  1^  and  wide  enough  to  give  a  20-ft  roadway  outside  the  ditch.  This  cuttinj 
gave  a  yardage  per  lin  ft  of  road  of  from  5  to  8H  cu  yd.  The  material  consisted  o 
loose  boulders,  which  had  slid  down  the  mountainside,  overlying  in  places  cementei 
gravel,  cinders,  chalk  rock  and  solid  ledge.  All  had  to  be  blasted.  The  general  methot 
of  work  was  to  blast  and  excavate  with  steam  shovel,  casting  the  spoil  downhill  to 
form  the  embankment,  The  crew  working  on  and  about  the  shovel  consisted  of  ai 
engineman,  fireman,  a  pitman  and  a  wood  and  water  man.  The  shovel  graded  788- 
lin  ft  at  an  average  rate  of  about  60  ft  per  day.  The  total  operating  cost,  including 
labor,  oil,  repairs,  fuel  and  lights,  but  excluding  interest,  depreciation  and  overheat 
charges,  was  $6480.90,  or  about  12  cents  per  cu  yd.  Finishing  behind  the  shovel  wt 
done  by  hand  and  it  usually  took  3  men  per  day  to  finish  up  in  good  shape.  The  cos 
of  finishing  was  8  cents  per  cu  yd,  based  on  the  total  yardage  handled  by  the  shove] 
Blasting  ahead  of  the  shovel  cost  more  than  solid  rock  would  have  cost,  because  thi 
drills  could  not  be  used  in  all  material.  In  many  places  coyote  holes  6  in  in  diamete 
and  20  ft  into  the  bank  had  to  be  drilled  by  hand.  Also  care  had  to  be  exercised  ii 
blasting  to  protect  the  railway  tracks  downhill  from  the  grading.  The  crew  ahead  o 
the  shovel  consisted  of  from  6  to  12  men,  and  1  powerman,  who  did  all  the  loadin] 
and  firing.  A  60-hole  battery  was  used  for  firing.  The  blasting  cost  including  labor 
powder,  exploders  and  battery,  $11  882.98  or  about  22  cents  per  cu  yd,  based  on  th< 
total  Bteam  shovel  yardage." 

Table  IV. — Cost  of  Steam-Shovel  Work  on  Clay  and  Loam  at  Minneapolis  (48; 

1  engineer $6 .  00 

2  firemen 2.50 

2  laborers,  at  $2.50 5 .00 

Total  labor  cost  for  8-hr  day $13 .  54 

Coal,  M  ton,  at  $6 $3 .00 

Oil,  grease  and  waste 0 .  15 

Repairs  and  overhead  charges 1 .05 

Total  fuel  cost 4 .» 

Total  cost  of  excavating  250  cu  yd $17 .  7< 

Cost  of  excavation  of  1  cu  yd,  $17.70/250 =$0.0' 

Industrial  Railways  for  Grading  Work  (60).  "Numerous  advantages  are  claime* 
for  hauling  by  industrial  railways  on  contracts  of  sufficient  size  to  warrant  the  expenai 
of  installation.  It  is  affected  very  little  by  the  character  of  the  soil  or  the  weather 
It  can  be  operated  on  sand,  black  soil  or  clay,  and  if  proper  drainage  is  provided,  thi 
hauling  operation  can  proceed  during  wet  periods  when  it  would  be  impossible  t< 
haul  by  any  other  method.  This  regularity  of  unloading  and  delivery  is  a  very  con- 
siderable benefit  in  reducing  the  overhead  charges  and  increasing  the  speed  of  con- 
struction. The  subgrade  is  not  injured  and  materials  are  kept  cleaner.  The  speec 
of  operation  and  the  large  tonnage  possible  per  train  recommends  this  system  as  par 
ticularly  economical  for  long  hauls. 

"Operation.  The  successful  operation  of  an  industrial  railway  outfit  require] 
the  transportation  of  materials  in  large  daily  quantity,  which  can  be  furnished  only  bj 
a  most  efficient  unloading  plant.  To  load  the  train  in  a  minimum  time,  storage  bin 
with  a  capacity  of  more  than  one  train  should  be  provided  from  which  the  cars  can 
be  loaded  during  the  time  the  engine  is  taking  coal  and  water,  or  a  train  of  extra  can 
•Id  be  provided  and  loaded  between  trips.    Provision  should  be  made  at  the  load- 
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of  terminal  for  furnishing  coal  and  water  to  the  locomotive  quickly.  The  number 
isa  character  of  can  required  on  a  contract  depends  on  the  length  of  haul,  required 
ate  of  delivery,  methods  of  construction  and  kind  of  power  used.  If  horse  power  be 
aed  the  trains  will  be  smaller  and  cars  may  be  of  lighter  construction  and  weight  than 
with  steam  power.  When  the  materials  are  dumped  on  the  grade,  a  comparatively 
snail  outfit  may  be  satisfactory  by  working  day  and  night  hauling  gangs. 

"Economics.  The  investment  necessary  in  an  industrial  railway  equipment  is 
■aiiii  than  for  any  other  power  hauling  method.  Outfits  of  track,  cars  and  locomo- 
tives may  be  rented,  but  the  character  of  the  equipment  and  wearing  nature  of  the 
*«rk  require  a  high  basis  for  rental,  and  the  price  for  one  season  is  about  40%  of  the 
Tike  in  addition  to  freight  two  ways  and  heavy  repairs  after  the  return  of  the  outfit. 
The  average  outfit  for  use  on  large  contracts  in  Illinois  road  construction  should  provide 
lor  about  5  miles  of  track.  On  this  basis,  the  following  is  an  estimate  of  the  approxi- 
mate cost  with  the  prices  of  materials,  as  in  1917,  of  such  an  outfit  if  purchased  and 
file  rental  coat  for  one  season: 

Coot  Pbicb 

6  miles  built  up  track,  20-lb  rail,  at  $8560 $17  760 

6  switches,  at  $60 360 

4  curves,  at  $60 240 

42  lH-yd  cars  without  brake,  at  $126 5  250 

8  IM-yd  cars  with  brake,  at  $145 1 160 

4  flat  cars,  at  $225 900 

Locomotive,  20  hp 3  800 

Total $28  960 

Rental  Pbicb  fob  12  Months 

6  miles  built  up  track,  20-lb  rail,  at  $2165 $10  825 

6  switches,  at  $24 144 

4  curves,  at  $24 96 

42  lH-yd  cars  without  brake,  at  $67 2  814 

8  lH-yd  cars  with  brake,  at  $81 648 

4  flat  cars,  at  $90 360 

Locomotive,  30  hp 1  500 

Freight  two  ways 1  800 

Probable  repairs 500 

Total $18  687 

"The  operating  cost  is  estimated  by  the  manufacturers  at  $12  per  day,  including 
engineer,  brakeman,  coal  and  oiL" 

Horse  Rollers.  A  horse  roller  is  generally  made  with  one  large  roller 
having  a  face  of  about  5  ft  and  a  diameter  of  about  5  ft.  Any  weight 
desired  from  2>£  to  5>£  tons,  varying  by  1  ton,  can  be  obtained.  Addi- 
tional weight  may  be  placed  in  the  boxes  at  each  end  of  the  frame  and 
the  weight  be  thus  increased  by  1  ton.  The  roller  is  made  of  steel  or 
cast  iron.  An  essential  feature  of  a  horse-drawn  roller  is  to  have  it  revers- 
ible, so  that  it  can  be  drawn  in  either  direction.  A  grooved  roller  is  some- 
times specified,  due  to  the  fact  that  better  compression  can  be  obtained 
than  with  the  smooth-faced  roller.  The  grooves  are  formed  by  bars  bolted 
around  the  face  of  the  roller  parallel  to  the  edges  and  at  a  small  interval 
apart.  The  price  of  horse  rollers  varies  from  $300  to  $450,  depending 
upon  the  sise. 

Three-Wheel  Rollers.  Three-wheel  rollers  vary  in  weight  from  10  to 
20  tons.  The  majority  of  rollers  of  this  type  are  run  by  steam,  altho  there 
axe  a  few  makes  which  are  run  by  gasoline  engines.  Rollers  are  generally 
furnished  with  a  high  and  low  speed.    The  low  speed  is  used  in  to)1-' 
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embankment,  subgrade,  telford,  etc,  while  the  high  speed  is  used  in  finish! 
the  surface  or  in  travelling  from  point  to  point.  The  price  of  three-wlw 
rollers  varies  from  $2500  to  $3500. 

Tandem  Rollers.  The  weight  of  tandem  rollers  varies  from  3  to  12  toi 
These  rollers  are  commonly  run  by  steam,  altho  there  are  some  m&k 
which  are  run  by  gasoline  engines.  The  price  of  tandem  rollers  van 
from  $1300  to  $3000. 

Scarifiers.  This  machine  usually  consists  of  a  heavy  cast-iron  block  on 
or  4  wheels  which  holds  a  series  of  steel  picks.  The  block  weighs  about 
tons  and  the  picks  can  be  adjusted  in  the  block  or  the  block  itself  arrange 
so  that  any  depth  desired  up  to  5  or  6  in  can  be  picked  up.  The  picks  a 
arranged  in  either  a  straight  line  or  in  2  lines  which,  together,  form  a  ' 
Most  of  the  scarifiers  are  so  designed  that  it  is  not  necessary  to  turn  the 
around.  This  is  accomplished  generally  by  having  two  sets  of  picks,  oi 
set  being  used  when  the  machine  runs  in  one  direction  and  the  other  whc 
in  the  opposite  direction.  Scarifiers  of  this  type  are  towed  by  a  cha 
hitched  to  the  roller.  The  arrangement  of  the  picks  and  the  form  of  tl 
blocks  vary,  but  all  of  the  machines  work  on  the  same  principle.  A 
average  price  of  block  scarifiers  is  $500.  Another  type  of  scarifier  coi 
sists  of  a  series  of  5  to  10  spikes  attached  to  a  block  weighing  from  500  1 
3000  lb  and  which  is  suspended  from  a  frame  similar  to  that  of  a  roa 
grader.  The  row  of  picks  is  on  an  angle  with  the  longitudinal  axis  of  tl 
machine.  This  type  of  scarifier  is  hauled  by  tractors  or  horses,  dependei 
upon  its  weight  and  the  character  of  the  surface  to  be  scarified. 

Watering  Carts.  In  the  United  States  the  cart  used  for  sprinklin 
generally  consists  of  a  cylindrical  tank  mounted  horizontally  on  a  4-whe< 
truck.  The  tank  may  be  made  either  of  wood  or  of  steel.  The  capacitic 
vary  from  350  to  1000  gal.  Carts  with  horizontal  valves  throw  the  wat« 
out  in  horizontal  sheets,  while  those  with  vertical  valves  distribute  th 
water  in  vertical  sheets.  The  average  price  of  a  600-gal  watering  car 
is  $350. 

U.  S.  O.  P.  R.  Methods  of  Estimating  Cost  of  Grading  are  as  follows  (50):  "Th 
cost  of  grading  varies  greatly,  according  to  the  condition  of  the  weather,  the  natur 
of  the  material  to  be  excavated,  the  efficiency  of  labor,  teams,  and  machinery,  eft 
and  seldom  can  be  estimated  in  advance  with  any  great  degree  of  accuracy.  On  thi 
account  average  coats  based  on  past  experience  may  be  very  misleading  when  appliet 
to  a  particular  project.  In  the  following  statements  and  data,  an  effort  is  made  ti 
show  the  approximate  range  of  coat  rather  than  the  average. 

"The  first  step  in  estimating  the  coat  of  grading  a  given  road  is  to  ascertain  tin 
quantities  of  work  to  be  done.  After  the  quantities  have  been  determined  the  009 
may  be  estimated  in  either  of  two  ways:  First,  the  organization  for  carrying  on  thi 
work  may  be  planned  in  detail  and  the  estimate  arrived  at  by  considering  the  cost  oi 
maintaining  such  an  organization,  together  with  the  rate  at  which  it  may  reasonabb 
be  expected  to  accomplish  the  work.  Second,  the  cost  per  cubic  yard  for  excavation 
and  the  coat  per  mile  for  shaping  the  roadway  may  be  estimated  at  flat  rates 
The  first  method  is  the  most  accurate,  tho  the  latter  is  the  one  employed  moal 
frequently. 

"If  the  prices  for  labor  and  teams  are  known,  the  cost  of  grading  under  a  given  set 
of  conditions  may  be  estimated  from  the  data  already  given.  A  frequent  source  of 
error  in  estimating  costs  in  this  way  is  that  such  items  as  supervision,  lost  time  for  which 
payment  must  be  made,  repairs  to  tools  and  machinery,  and  depreciation  of  the  plant 
are  overlooked.  The  following  data  (see  Table  V)  are  intended  to  furnish  a  rough 
guide  in  making  estimates  of  grading  cost  at  a  flat  rate  per  cubic  yard.  They  are 
baaed  on  labor  at  15  cents  per  hr;  horses  at  12^  cents  per  hr.  The  depreciation  of 
grading  equipment  and  repairs  are  figured  at  5%  per  month  while  in  use,  and  it  is 
expected  that  the  force  will  be  organised  economically  and  managed  efficiently." 
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Table  V. — Cost  of  Excavation  and  Embankment 


Kind  of  Material 


feht    sandy    loam, 
pea  from  roots,  etc. 


Lverage   day  loam, 
ice  from  roots,  etc. 


leavy  day. 


Sardpanor  loose  rock 


Mid  rode. 


Aver. 
Haul 


Feet 

60 

100 

300 

1000 

60 

100 

300 

1000 

60 

100 

300 

1000 


/    300 
\  1000 


800 
1000 


Method 

of 
Hauling 


Drag  scrapers 
Drag  scrapers 
Wheeled  scrapers 

Wagons 

Drag  scrapers . . . 
Drag  scrapers . . . 
Wheeled  scrapers 

Wagons 

Drag  scrapers . . 
Drag  scrapers.. . 
Wheeled  scrapers 
Wagons 

Wagons 

Wagons 

Wagons. 

Wagons. 


Average 

Cost  per 

Cubic  Yard 


Cents 
10  to  15 
12  to  20 

16  to  25 
25  to  40 
15  to  20 

17  to  25 
23  to  35 
32  to  60 

18  to  26 
21  to  30 
28  to  38 
40  to  55 


40  to  65  \ 
46  to  75  / 


$.65  to  $1.50  \ 
.75  to  1.76/ 


Remarks 


Materials  assumed  to 
be  such  that  little  or 
no  plowing  is 


Material  such  as  to  be 
loosened  with  plow 
drawn  by  two  horses 


Four  horses 
for  plowing 


required 


Low  prices  only  where 
material  may  be  loos- 
ened with  four  horses 
and  hard-pan  plow. 
High  prices  where 
blasting  is  necessary 
High  prices  apply 
where  stone  is  hard 
and  excavation  shal- 
low 


Note:    Assumed  conditions:    All  material  to  be  loosened  with  plows  or  by  blast* 
ag,  and  to  be  moderately  dry  when  handled;  hauling  to  be  done  by  means  of  drag 
wheeled  scrapers,  or  wagons. 


fable  VI. — Coat  of  Grading  and  Excavating  par  Cubic  Yard  with  Various 
Equipment  Used  in  Road  Construction  in  West  Virginia  (63a) 


Distances 

Hauled* 

Feet 

Wheel- 
Barrow 

Drag  or 

Slide 
Scraper 

One- 
Wheel 
Scraper 

Two- 
Wheel 
Scraper 

One- 

Horse 

Cart 

Wagon 

Tractor 

and 
Trucks 

100 

$0,057 
0.114 
0.170 
0.230 
0.235 
0.842 
0.457 
0.570 
0.857 
1.143 
1.713 
2.280 

0.050 

$0,090 
0.135 
0.180 
0.225 
0.270 
0.315 
0.405 
0.496 
0.720 
0.945 
1.895 
1.845 

0.010 

$0,100 
0.130 
0.160 
0.190 
0.220 
0.250 
0.310 
0.870 
0.520 
0.670 
0.970 
1.270 
Loadin 
0.010 

Loading 

$0,100 
0.125 
0.160 
0.175 
0.200 
0.225 
0.275 
0.825 
0.450 
0.676 
0.825 
1.076 
gby  Han 
0.010 

by  Stea 

$0,066 
0.068 
0.080 
0.090 
0.101 
0.112 
0.135 
0.160 
0.214 
0.271 
0.388 
0.500 

d 

0.180 

m  Shovel 
0.060 

$0,095 
0.108 
0.111 
0.119 
0.127 
0.135 
0.151 
0.167 
0.207 
0.247 
0.327 
0.407 

0.180 

0.060 

$0,080 

»o 

0.080 

tM 

0.080 

40$ 

0.080 

m 

0.080 

•M 

0.080 

m 

0.080 

MM 

0.090 

mm 

0.090 

mm 

0.100 

MM 

0.100 

MM 

0.100 

Nora:  Picking  6  cents.  Plowing  2  cents.  Steam  plowing  1.5  cents  per  cu  yd. 
Hanting  by  wagon  approximately  85  cents  per  cu  yd.  Hauling  by  trucks  and  tram 
Hoots  per  cu  yd. 
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5.  Specifications  for  Grading 

The  Philadelphia  Specification!  for  Grading  of  Roadways  are  as  follows 

"  Scope  of  Work.  The  unit  price  bid  for  grading  shall  include  the  work  of  clearing 
grubbing,  removing  and  disposing  of  brush,  trees,  existing  pavement  and  matter  o 
whatsoever  nature  encountered;  the  removal  and  where  necessary,  the  care  of  fences 
all  excavations  and  embankments  or  filling  necessary  to  form  roadway  berms,  aid 
slopes  and  side  ditches,  and  approaches  to  intersecting  public  highways  or  privmi 
entrances;  the  filling  of  slopes  necessary' to  retain  the  footways;  and  at  all  in1 
highways,  so  much  of  the  existing  roadway  or  footway  pavements  and  curbing  as 
be  directed,  shall  be  properly  adjusted  to  the  work  under  this  contract  as  is 
to  make  safe  and  easy  approaches.  No  allowance  will  be  made  for  any  excavatioi 
or  filling  done  outside  of  or  below  or  above  the  lines  and  grades  given  by  the  Distric 
Surveyor,  unless  covered  by  an  order,  in  writing,  from  the  Engineer. 

"  Permission  to  Dump  and  Borrow.  No  excavated  or  other  material  necessary  t* 
be  disposed  of  shall  be  dumped  or  placed  within  the  limits  of  any  existing  or  projectei 
public  highway,  nor  shall  any  excavation  be  made  within  such  limits  for  the  purpoa 
of  obtaining  material  for  filling,  except  when  specified  or  specifically  permitted  by  tb 
Engineer. 

"  Dumping  on  Private  Property.  The  contractor  shall  have  the  privilege  of  dumpinj 
clean  ashes  or  earth  on  private  properties  which  have  been  declared  nuisances  by  th 
Bureau  of  Health,  but  only,  however,  when  a  specific  permit  is  issued  by  that  Bureau 
A  list  and  map  showing  some  of  these  locations  is  on  file  in  the  office  of  the  'Flngjnoei 
and  additional  locations  will  be  added  as  they  become  available. 

"  Clearing.  The  ground  shall  be  cleared  of  all  trees,  brush,  stumps,  roots,  fences 
walls,  buildings  and  other  encumbrances,  upon  or  within  the  limits  of  the  highway  t* 
be  graded.  The  Contractor  shall  burn  or  otherwise  dispose  of  all  trees  and  brush  to 
the  satisfaction  of  the  Engineer,  and  shall  before  commencing  the  grading,  remove  al 
rubbish  or  refuse  from  the  line  of  the  work. 

"Excess  Material.  All  excavated  material  not  required  or  allowed  in  the  era 
bankment  or  filling  shall  be  removed  from  within  the  lines  of  the  highway  and  depositee 
at  such  locations  as  are  specified  in  the  proposal,  or,  if  no  such  locations  are  specified 
the  Contractor  shall  find  suitable  dumping  places  for  all  such  material. 

"  Embankments  and  Pilling.  All  embankments  and  filling  shall  be  formed  of  icoo< 
earth,  sand,  gravel,  clean  ashes  or  other  approved  materials.  Stumps,  trees,  rubbish 
muck,  tin  cans,  garbage  and  other  material  which,  in  the  opinion  of  the  Engineer 
may  be  deemed  unsuitable  will  not  be  permitted  in  the  embankments  or  filling.  1; 
ashes  are  used  in  fills  the  top  and  slopes  shall  be  covered  with  at  least  2  ft  of  clesu: 
earth  or  gravel.  When  fillings  or  embankments  are  made  in  winter,  the  snow  and  ice  o; 
frozen  earth  shall  not  be  placed  in  the  embankments  or  allowed  to  be  covered  in  them 

"  Rolling.  When  it  is  specifically  stipulated  in  the  proposal,  embankments  shall  b« 
built  in  horizontal  layers  or  courses  of  not  more  than  1  ft  in  thickness,  for  the  ful 
width  of  cross-section  of  embankment  of  filling,  and  the  same  shall  be  rolled  wit! 
a  10-ton  steam  roller  until  thoroly  compacted.  On  hillside  work,  where  the  botton 
of  the  work  does  not  have  sufficient  width  for  the  maneuvering  of  a  10-ton  roller 
hand  ramming  shall  be  employed.  All  soft  and  unstable  areas  which  may  develof 
during  the  rolling  shall  be  excavated  and  refilled  with  stone  or  other  approved  material 
and  shall  be  thoroly  compacted  by  rolling  or  ramming.  The  proper  cross-section  sine 
grade  shall  be  preserved  while  the  rolling  is  in  progress,  so  that  when  the  final  rolling 
is  completed  the  grading  shall  have  a  hard  and  firm  surface  true  to  the  certified  lina 
and  grades. 

"Borrow.  When  it  is  necessary  to  borrow  material  to  complete  embankments  ol 
fillings,  the  Contractor  shall,  unless  otherwise  specified,  make  his  own  arrangement* 
for  obtaining  such  materials,  and  when  material  is  secured  from  outside  the  limits  ol 
the  highway,  the  Contractor  shall  procure  the  same  at  his  own  expense. 

"Drainage.  Wherever  water  collects  or  is  encountered,  the  Contractor  shall  pro- 
vide ample  equipment  and  shall  pump,  bail  or  open  necessary  ditches  to  drain  th« 
same  in  a  manner  satisfactory  to  the  Engineer,  and  the  cost  thereof  shall  be  included 
in  the  price  bid  for  grading. 

u  Maintenance  of  Water  Courses.    When  the  work  herein  contemplated  intercepts 
any  way  affects  any  stream,  ditch,  drain  or  culvert,  the  Contractor  shall,  where 
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required,  arrange  for  keeping  the  same  permanently  open,  according  to  the  plans, 
lines  and  grades  given  by  the  District  Surveyor,  by  rebuilding,  repairing,  extending 
the  same,  or  by  building  drains,  -culverts  or  other  structures  of  approved  materials, 
or  by  laying  glased  vitrified  clay  sewer  pipe  of  the  size  required,  and  as  directed. 

M  Temporary  Boardwalk  and  Driveway.  The  Contractor  shall,  when  directed,  lay 
a  temporary  boardwalk  at  least  24  in  in  width,  or  temporary  driveways  at  such  points 
as  may  be  designated,  to  provide  proper  access  to  property  along  the  line  of  the  work. 

"Trench  Excavation  for  Substructures.  The  term  trench  excavation  as  used  in 
these  specification*  is  intended  and  meant  to  indicate  any  trench  excavation  and 
back-filling  below  the  confirmed  grade  that  may  be  ordered  done  to  provide  for  the 
lowering  or  relocation  of  any  existing  substructures  where  their  replacement  is  made 
necessary  by  the  grading  operations.  The  compensation  for  this  work  will  be  the 
unit  price  bid  or  as  indicated  in  the  proposal  form.  The  actual  lowering  or  relocation 
ef  the  structure  will  be  performed  by  the  Bureau  to  which  the  structure  belongs  and  not 
by  the  Contractor. 

"Water  Services.  Any  water  service  connection  work  made  necessary  by  the 
grading  operations  or  by  the  lowering  or  relocation  of  a  water  main  will  be  done  by 
the  grading  contractor,  who  will  also  be  responsible  for  the  maintenance  of  a  continuous 
■apply  of  water  to  the  premises  affected.  The  cost  of  lowering  or  relocating  these 
water  services  will  be  included  in  the  compensation  for  such  trench.  The  excavation 
as  is  made  necessary  by  the  lowering  or  relocation  of  the  water  mains,  which  shall  be 
paid  for  at  the  unit  price  bid  or  as  indicated  in  the  proposal." 

U.  S.  O.  P.  R.  Grading  Specifications  for  Roads  are  as  follows  (50): 

General  Description.  "Grading  shall  include  all  excavating,  filling,  borrowing, 
trimming,  picking  down,  shaping,  sloping  and  all  other  work  that  may  be  necessary 
m  bringing  the  road  to  the  required  grade,  alignment,  and  cross-section;  the  clearing 
oat  of  waterways  and  old  culverts;  the  excavation  of  all  necessary  drainage  and  outlet 
ditches;  the  grading  of  a  proper  connection  with  all  intersecting  highways;  the  grubbing 
up  and  clearing  away  of  all  trees,  stumps,  and  boulders  within  the  lines  of  the  improve- 
ment; and  the  removal  of  any  muck,  soft  clay,  or  spongy  material  which  will  not 
compact  under  the  roller  so  as  to  make  a  firm,  unyielding  subgrade  or  earth  road 


"Clearing  and  Grubbing.  "All  trees,  stumps,  and  roots  within  the  limits  of  the 
improvement  shall  be  grubbed  up  so  that  no  part  of  them  shall  be  within  6  in  of  the 
of  the  ground  or  within  18  in  of  the  surface  of  the  subgrade,  except  that  if  they 
in  an  area  to  be  covered  by  a  fill  more  than  18  in  in  depth  they  shall  be  grubbed 
op  or  cut  off  even  with  the  present  surface  of  the  ground. 

«  Embankments  shall  be  formed  of  the  good  sound  earth  or  stone  and  carried  up 
fall  width.  The  material  shall  be  deposited  in  layers  not  more  than  1  ft  in  thickness, 
each  layer  shall  be  rolled  until  thoroly  compacted  with  a  roller  weighing  not  less 
10  tons.  All  existing  slopes  and  Surfaces  of  embankments  shall  be  plowed  or  scari- 
wbere  additional  fill  is  to  be  made,  in  order  that  the  old  and  new  material  may  bond 
When  sufficient  material  is  not  available  within  the  right-of-way  to  complete 
the  embankments,  suitable  borrow  pits  from  which  the  contractor  must  obtain  the 
try  material  will  be  designated  by  the  engineer.  If  there  is  more  material 
from  the  cuts  than  is  required  to  construct  the  embankments,  as  shown  on  the 
the  excess  material  shall  be  used  in  uniformly  widening  the  embankments  or 
be  deposited  where  the  engineer  may  direct.  Where  enbankments  are  formed 
the  material  shall  be  carefully  placed  so  that  all  large  stones  shall  be  well  dis- 
tributed and  the  interstices  shall  be  completely  filled  with  smaller  stone,  earth,  sand, 
or  gravel*  so  as  to  form  a  solid  embankment. 

"  During  the  work  of  grading  the  sides  of  the  road  shall  be  kept  lower  than  the  center 
and  the  surface  maintained  in  condition  for  adequate  drainage.  The  grading  of  any 
portion  of  the  road  shall  be  complete  before  any  surfacing  material  is  placed  on  that 
portion,  and  where  the  plans  do  not  call  for  any  substantial  change  in  the  grade  of 
any  existing  section  of  the  road,  the  surface  shall  be  completely  scarified  to  a  depth  of 
1  in  or  more  before  the  subgrade  is  prepared. 

Classification  add  Payment.  "All  excavated  material  will  be  classed  as  earth  and 
reek.  Note:  In  general  it  is  more  satisfactory  to  classify  the  materials  of  excavation 
and  to  invite  unit-price  bids  rather  than  lump-sum  bids.  However  if  unit-price  bids 
are  invited  it  Is  important  that  the  various  quantities  be  accurately  determined  in 


1 
448  Grading,  Drainage  and  Foundations  Sect,  g 

order  that  the  best  bid  may  be  selected.    If  lump-sum  bids  are  desired,  omit  the  follow* 
ing  paragraphs.  -, 

"Only  rock  in  plaee  which  requires  blasting  for  its  removal  and  boulders  of  H  cu  yd 
or  more  in  volume  will  be  classed  as  rock  excavation.  Materials  obtained  from  ex- 
cavation and  used  in  embankments  will  be  paid  for  as  excavation  only,  tho  the  con- 
tractor is  required  to  shape  and  trim  the  embankments  properly.  Materials  ob- 
tained from  excavation  and  used  for  surfacing  will  be  paid  for  only  once  and  at  the  price 
bid  for  surfacing  material.  Quantities  of  materials  moved  in  grading  will  be  measured 
in  excavation  and  the  volumes  determined  by  the  average  end  area  method,  and  no 
payment  will  be  made  for  materials  excavated  outside  the  slope  lines  shown  on  the 
plans  unless  the  additional  excavation  is  ordered  by  the  engineer. 

"The  contract  prices  for  excavation  shall  be  compensation  in  full  for  all  the  'work 
which  is  required  to  be  done  under  the  heading  grading  except  the  additional  allowance 
at  the  rate  of  1 M  cents  per  cu  yd  per  100  ft  will  be  made  for  all  materials  of  excavation 
necessarily  hauled  more  than  600  ft.  The  centers  of  gravities  of  cuts  and  corresponding 
embankments  will  be  used  in  determining  the  length  of  haul,  and  if  the  center  of  gravity 
of  the  cut  is  more  than  600  ft  from  the  center  of  gravity  of  the  corresponding  fill,  over- 
haul will  be  allowed  for  the  entire  amount  of  material  in  the  cut  for  the  actual  distance 
in  excess  of  600  ft." 

The  Iowa  State  Highway  Comm.  Specifications  Covering  Grading  of 
Roads  are  as  follows: 

"  Alignment,  Grade  Lines  and  Cross-Section.  The  center  of  the  finished  roadway 
shall  conform  in  alignment  to  the  center  stakes.  These  stakes  shall  follow,  as  nearly 
as  possible,  the  center  line  of  the  right-of-way.  The  grade  line  shown  on  the  profiles 
shall  denote  the  crown  of  the  finished  roadway  at  its  center  lines.  Unless  otherwise 
provided  the  cross-section  to  be  used  is  the  standard  crocs  section  of  the  Highway 
Commission  for  the  road  system  on  which  the  work  is  located. 

"  Grading.  Under  this  head  will  be  included  all  excavation  and  embankments  re- 
quired for  the  formation  of  the  earth  roadway,  cutting  all  ditches  along  or  contiguous 
to  the  road,  forming  the  approaches  to  all  side  roads  and  farm  entrances,  changing  of 
stream  channels,  and  all  other  excavations  and  embankments  connected  with  or  incident 
to  the  construction  of  the  road.  Grading  will  be  estimated  under  the  following  heads: 
Solid  rock  excavation;  loose  rock  excavation;  earth  excavation. 

"  Solid  Rock  excavation  will  include  all  rock  in  masses  which  cannot  be  removed 
without  blasting,  also  all  detached  rock  or  boulders  measuring  not  less  than  1  cu  yd 
each. 

"  Loose  Rock  excavation  will  include  all  slate  or  other  rock  which  can  be  quarried 
or  removed  without  blasting,  also  all  detached  rock  or  boulders  measuring  not  leas 
than  H  nor  more  than  1  cu  yd  each. 

"  Earth  excavation  will  include  all  loose  stones,  boulders,  and  other  material  of 
and  description  as  found,  which  are  not  included  in  the  above  specifications  as  solid 
very  loose  rock. 

"  Excavation  shall  be  made  in  all  cases  to  the  required  alignment  and  cross  section. 
Any  roots,  stumps,  or  other  timber  encountered  in  the  excavation  shall  be  removed  and 
burned  or  otherwise  disposed  of  as  directed  by  the  engineer  but  shall  not  be  placed 
in  the  embankments.  All  materials  taken  from  excavations  shall  be  deposited  in 
the  embankments  unless  otherwise  specified  or  directed  by  the  engineer.  The  cost. 
of  moving  the  same  when  the  average  length  of  haul  does  not  exceed  500  ft  will  be 
considered  as  included  in  the  price  per  cubic  yard  for  excavation. 

"  Provision  for  Drainage.  If  it  is  necessary  in  the  prosecution  of  the  work  to  inter- 
rupt or  obstruct  the  natural  drainage  of  the  surface,  or  the  flow  of  artificial  drains, 
the  contractor  shall  provide  for  the  same  during  the  progress  of  the  work  in  such  a 
way  that  no  damage  shall  result  to  either  public  or  private  interests.  He  shall  then 
be  held  liable  for  all  damages  which  may  result  from  any  neglect  to  provide  for  either 
natural  or  artificial  drainage  which  he  may  have  interrupted.  In  cuts  along  side  hills 
where  there  is  a  possibility  of  surface  water  causing  damage  by  flowing  down  the  aide 
slope  of  the  cut,  a  ditch  shall  be  constructed  to  intercept  the  surface  water  and  prevent 
it  from  flowing  into  the  cut.    The  contractor  will  be  paid  for  this  work  as  an  extra. 

"Borrow  Pits.  When  sufficient  material  for  the  embankments  is  not  obtainable 
within  the  side  ditches  and  excavations  as  staked  out,  the  contractor  shall  make  up 
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the  deficiency  from  borrow  pits  laid  out  by  the  engineer.  Borrowing  must  be  done 
front  regular  shaped  borrow  pits  in  order  to  admit  of  ready  and  accurate  measurements, 
care  being  taken  not  to  unnecessarily  injure  or  disfigure  the  land.  The  banks  must 
be  sloped,  the  pits  so  constructed  that  surface  water  will  drain  out  and  the  premises 
left  in  a  condition  satisfactory  to  the  engineer.  The  right-of-way  for  borrow  pits 
will  be  furnished  by  the  county. 

"Benn*.  Wherever  it  becomes  necessary  to  make  an  excavation  along  the  side 
of  the  road  as  in  the  construction  of  borrow  pits,  ditches,  etc,  a  berm  not  less  than  4  ft 
in  width  shall  be  left  between  the  toe  of  slope  of  the  roadway  embankment  and  the 
top  of  the  excavation  bank. 

M  Waste.  When  the  amount  of  cut  exceeds  the  amount  of  fill  the  excess  material 
shall  be  deposited  as  directed  by  the  engineer.  Such  material  shall  preferably  be 
used  in  widening  the  adjacent  fills  so  as  to  reduce  the  side  slopes  thereon. 

"  Eanbankments  shall  be  carried  up  in  horizontal  layers,  each  of  which  shall  be 
carried  out  to  its  proper  width  in  the  cross  section  of  the  roadway.  Sod  obtained 
hi  the  cuts  may  be  deposited  in  the  embankments  provided  it  is  so  placed  as  to  be  not 
doser  than  12  in  to  the  finished  roadway  or  subgrade.  Stones  obtained  from  cuts 
shall  be  so  distributed  in  the  embankments  as  to  not  form  pockets  or  cavities.  All 
existing  slopes  and  surfaces  of  embankment  shall  be  plowed  where  additional  fill  is 
to  be  made,  so  that  the  new  material  will  bond  with  the  old. 

tt  Guard  Rail.  Where  the  height  of  an  embankment  is  over  6  ft,  substantial  guard 
raus  shall  be  constructed  along  the  shoulders.  Such  guard  rail  will  be  paid  for  at 
the  price  bid  per  lineal  foot  of  rail.  Where  the  height  of  the  embankment  is  6  ft  or 
less,  the  side  slopes  shall  be  flattened  to  a  slope  not  steeper  than  3  :  1  unless  otherwise 
shown  on  the  plans. 

"Sod  in  Blade  Grader  Work  and  Shallow  Fills.  In  blade  grader  work  and  in  fills 
so  shallow  that  the  sod  cannot  be  kept  at  least  12  in  below  the  finished  roadway,  such 
sod.  after  being  cut  loose  with  blade  grader  or  plows,  shall  be  disked  and  harrowed 
•nth  it  ia  reduced  to  small  pieces  which  will  not  interfere  with  traffic.  These  small 
pieces  of  sod  shall  not  be  deposited  in  the  middle  of  the  road  but  shall  be  deposited 
near  the  shoulders  and  shall  be  covered  with  earth.  The  middle  portion  of  the  road 
shall  be  formed  of  earth  free  from  sod.  The  disking  and  harrowing  of  sod  is  included 
in  the  price  bid  for  excavation. 

"The  Side  Ditches  shall  be  excavated  to  the  depth,  alignment,  and  cross-section 
shown  on  the  drawings.  Care  shall  be  taken  to  secure  a  uniform  grade  on  the  ditches 
•o  that  the  water  will  readily  drain  out,  and  to  secure  smooth,  uniform  slopes  on  the 
ditch  banks  in  strict  conformance  with  the  drawings. 

M  Clearing  and  Grubbing.  The  ground  included  in  the  highway  must  be  cleared 
of  trees,  stumps,  brush,  weeds  and  grass  to  the  full  width  of  right-of-way,  unless  other- 
directed.  All  timber,  stumps,  brush,  and  other  vegetable  matter  must  be  burned 
otherwise  directed  by  the  engineer.  Such  material  shall  not  be  placed  in  the 
cztbniikments.  Where  embankments  are  to  be  more  than  2^  ft  in  height,  it  will  be 
sslheient  to  cut  all  trees,  stumps,  and  brush  close  to  the  ground.  Where  embankments 
are  to  be  less  than  2H  ft  in  height,  and  in  all  excavations,  all  stumps  and  large  roots 
Bnwt  be  grubbed  out  and  burned  or  removed.  Unless  otherwise  specified,  clearing 
sad  grubbing  will  be  paid  for  as  extra  work.  Allowance  will  be  made  for  all  grubbing 
in  excavations  for  the  road-bed,  all  grubbing  in  borrow  pits  ordered  and  staked  out 
by  the  engineer  to  supply  material  for  the  embankments,  and  all  grubbing  in  embank- 
■teats  leas  than  2J4  ft  high,  but  will  not  be  allowed  for  embankments  over  2H  ft  high, 
or  in  borrow  pits  made  by  the  contractor  without  having  been  so  ordered  by  the 
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Hedges,  under  these  specifications,  are  rows  of  trees  or  bushes,  used  for  fence 
purposes  or  wind  breaks,  containing  at  least  3  bushes  or  trees  per  rod.  For  removing 
sbcs  hedges  the  contractor  will  be  paid  the  price  bid  per  rod. 

*  Measurements.  Grading  shall  be  estimated  and  paid  for  by  the  cubic  yard  at 
the  prices  specified  in  the  tender.  Measurements  of  grading  quantities  will,  in  all 
esses,  he  made  from  the  cuts  or  pits  from  which  the  material  is  taken,  by  cross  sectioning 
before  and  after  excavation,  and  the  volumes  determined  by  the  average  end  area 


"Haul  and  Overhaul.    The  average  length  of  haul  shall  be  determined  oy  locating 
tie  center  of  gravity  of  the  cut  and  the  center  of  gravity  of  the  corresponding  fill. 
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the  center  of  gravity  of  the  cut  is  more  than  600  ft  from  the  center  of  gravity  of  the 
corresponding  fill,  overhaul  at  the  rate  of  1  cent  per  cu  yd  per  100  ft  will  be  allowed 
for  the  entire  amount  of  material  in  the  cut  for  the  distance  between  the  centers  of 
gravity  in  excess  of  600  ft. 

"  TUe  Sub-Drains  shall  be  put  in  wherever  shown  on  the  plans.  The  tile  used  shall 
meet  the  requirements  of  the  standard  specifications  for  farm  drain  tile  adopted  in 
1916  by  the  Am.  Soc  Test.  list,  (see  Art.  7).  The  tile  shall  be  laid  true  to  grade  and 
alignment  established  by  the  engineer.  For  furnishing  and  laying  tile  drains,  the 
contractor  will  be  paid  at  the  price  bid  for  such  work.  If  possible,  the  flow  line  of  the 
tile  shall  be  placed  a  "<■<""«  depth  of  6  ft  below  the  elevation  of  the  roadway 
shoulders.  No  tile  less  than  6  in  in  diameter  shall  be  specified.  Where  the  grade  oi 
the  side  ditch  is  less  than  1%,  inlets  to  the  tile  shall  be  provided  at  intervals  of  about 
600  ft.  These  inlets  shall  be  constructed  by  filling  the  trench  for  a  length  of  about 
8  ft  with  coarse  gravel,  broken  stone,  or  other  suitable  porous  material.  The  top 
of  the  porous  material  shall  be  raised  about  8  in  above  the  top  of  the  trench. 

«  Finishing  Stakes.  The  engineer  shall  set  suitable  finishing  stakes  to  guide  the 
contractor  in  finishing  the  road.  Finishing  stakes  on  fills  should  be  set  above  the 
established  grade  so  ss  to  allow  the  proper  amount  of  shrinkage.  Under  average 
conditions  the  following  percentages  for  shrinkage  should  give  satisfactory  results: 

,       ''Finishing.    If  the  road  h 

not  to  be  surfaced  with  gravel, 
the  contractor  shall,  after  hav- 
ing brought  it  substantially  tc 
grade,  complete  the  work  ia 
such  a  manner  that  the  finished 
road  will  be  smooth  and  true  U 
cross  section,  grade  and  align' 
ment.  No  extra  compensatiot 
will  be  allowed  for  finishing  ai 
this  work  must  be  include* 
in  the  price  bid  for  excavation.  If  the  road  is  to  be  surfaced  with  gravel,  the  earth 
work  necessary  for  forming  the  subgrade  shall  be  executed  in  the  manner  specifics 
for  the  class  of  gravel  surfacing  to  be  used.  The  preparation  of  the  subgrade  for  U» 
gravel  surfacing  is  not  included  in  the  price  bid  for  earth  work." 


Depth  of  FU1 

Percentage 
of 

Shrinkage 

Up  to  6.0  ft 

16% 

6.0  to  12.0ft 

12% 

12.0  to  18.0ft 

10% 

DRAINAGE 

6*    General  Considerations  Relative  to  Drainage 

All  roads  worth  considering,  except  mere  earth  roads,  consist  of  a  sub 
grade,  a  foundation  course,  and  a  wearing  course  or  road  crust.  Th 
function  of  the  subgrade  is  to  carry  the  load  of  the  superimposed  crui 
and  the  weight  of  the  traffic  upon  it.  The  supporting  power  of  the  sol 
composing  the  subgrade  is  therefore  of  great  importance.  Most  soils  shot 
a  great  variance  in  bearing  power  in  their  dry  and  wet  conditions  and  I 
is  essential  that  at  all  times  of  the  year  the  subgrade  shall  be  as  free 
possible  from  water  and  thus  yield  its  maximum  support.  Where 
subgrade  is  of  rock  or  sand,  free  from  silt,  clay  or  loam,  the  drainagei 
the  subgrade  is  of  less  importance.  In  localities  where  frost  conditic 
have  to  be  met,  the  water  in  the  subgrade  expands  as  it  freezes,  thus  cat 
the  road  to  heave  and  crack  and  displace  the  road  crust.  Certain  soils! 
a  clayey  nature,  particularly  the  adobe  frequently  found  in  the  west 
part  of  the  United  States,  are  capable  of  absorbing,  by  capillary  acti< 
an  astonishing  quantity  of  water.  The  swelling  of  the  adobe  and 
subsequent  contracting  when  the  water  dries  out  often  cause  much  di 
^  the  road  crust.  Provision  should  be  made  by  surface  drains  of 
titer  to  permit  all  water  from  the  roadsides  and  that  which  falls  u] 
A  proper  to  run  off  rapidly  so  that  as  little  of  it  as  possible 
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get  under  the  road  and  remain  there,  and  to  take  care  of  such  water  as 
does  reach  the  subgrade,  whether  by  percolation  thru  the  road  crust,  by 
seepage  from  the  roadsides,  or  from  underground  springs,  a  system  of 
sobdrains  should  be  installed. 

lie  Coin,  on  "  Drainage  and  Preparation  of  Subgrade "  of  the  1916  Nat  Conf. 
as  Concrete  Road  Building,  stated:  "It  is  practically  impossible  to  formulate  specific 
tinctfcms  for  the  preparation  and  drainage  of  the  subgrade  that  will  be  of  general 
apphcatioti.  Every  piece  of  road  construction  involves  problems  that  are  complicated 
by  local  conditions,  financial  as  well  as  physical,  and  that  must  be  solved  each  by 
itself.  The  utmost  that  your  committee  can  do  is  to  consider  ways  and  means  of 
obtaining*  as  nearly  as  local  circumstances  will  permit  and  at  minimum  expense,  a 
dry  foundation  that  will  provide  uniform  bearing  power  for  the  pavement.  It  is  agreed 
that  moisture  in  the  subgrade  directly  under  the  pavement  is  likely  to  be  destructive 
to  the  surface  in  several  ways,  chiefly  because  of  unequal  vertical  movements  caused 
by  frost  action  or  unequal  swelling  or  shrinkage  of  the  soil  due  to  lack  of  uniformity 
is.  drainage." 

7.    Sub-Drainage 

Camber  or  Crown  of  Subgrade.  The  subgrade,  unless  the  road  crust  is 
practically  impervious  to  water  falling  upon  it,  should  be  crowned  and  its 
surface  should  be  substantially  parallel  to  the  finished  surface  of  the  road. 
This  practice  not  only  results  in  economy  of  road  metalling  but  in  a  measure 
offers  an  opportunity  for  such  water  as  percolates  thru  the  broken  stone 
or  gravel  crust  to  run  off  to  the  roadsides.  For  a  broken  stone  or  gravel 
road  the  crown  is  usually  at  the  rate  of  from  ^  to  1  in  to  the  ft  of  half  width 
of  roadway. 

Side  Ditches.  In  open  country  the  simplest  means  of  taking  care  of 
both  the  surface  and  the  sub-drainage  is  by  the  construction  of  side  ditches. 
The  bottom  of  such  ditches  should  be  always  established  at  a  true  grade  so 
that  the  water  will  not  collect  and  pond.  Deep  side  ditches  are  unsightly, 
may  cause  accidents  to  travelers,  introduce  difficult  problems  at  entering 
roads  and  driveways  and  are  usually  not  possible  in  a  much  settled  locality. 
la  a  flat  country  it  is  often  difficult  to  secure  sufficient  fall  of  the  side 
ditch  and  the  water  ponds  and  saturates  the  soil  under  the  road  proper. 
In  such  cases,  instead  of  the  ditch,  it  is  better  to  install  a  pipe  drain  of 
sufficient  capacity  with  catch  basins  or  drop  inlets. 

Sule  Drains.  On  side  hills  and  in  cuts  the  underground  water  may  be 
removed  by  the  construction  of  side  drains.  A  trench  is  dug  to  a  depth  of 
about  3M  ft  with  a  bottom  width  of  12  in  and  15  in  wide  at  the  top.  The 
bottom  of  the  trench  must  be  on  a  true*grade  with  a  proper  fall  to  an  outlet, 
the  fall  being  as  great  as  the  conditions  permit  but  not  less  than  3  in  to 
100  ft.  The  bottom  of  the  trench  is  filled  to  a  depth  of  from  2  to  3  in  with 
broken  stone  or  gravel  varying  in  size  from  particles  passing  a  1  \i-va.  screen 
to  those  retained  on  a  J^-in  screen.  On  this  layer  of  broken  stone  a  drain 
tfle,  which  should  never  be  less  than  4  in  and  may  be  as  large  as  6  in  in 
r,  is  placed  with  the  joints  wrapped  with  cloth  or  oakum  but  not 
sealed.  The  bell  end  of  the  pipe,  if  bell  and  spigot  pipe  is  used, 
should  be  toward  the  rising  grade.  Broken  stone  or  clean  gravel  of  the 
sue  as  that  placed  at  the  bottom  of  the  trench  is  put  around  the 
and  over  it  to  a  depth  of  1  ft  and  carefully  tamped  and  rammed. 
trench  is  then  filled  to  the  top  with  broken  stone  or  gravel  varying  in 
from  2H  to  1 H  in.  On  side  hills  one  such  drain  on  the  up-hill  shoulder 
the  road  will  usually  be  sufficient  but  in  cuts  it  is  customary  to  place 
on  each  side  of  the  roadway.  Such  drains  may  also  be  used  to  cut 
springs  under  the  roadway.     Depending  upon  local  conditions  such  sid~ 

i 


452 


Grading,  Drainage  and  Foundations 


Sect.  S 


drains  will  cost  from  45  to  55  cents  per  lin  ft  including  the  cost  of  trenching 
and  all  materials. 

"  Determination  of  Size  of  Pipe  (3a).  The  requisite  size  of  pipe  depends  upon  the 
amount  of  water  to  be  carried  and  the  grade  to  which  the  pipe  is  laid.  There  are 
several  formulas  by  means  of  which  the  size  can  be  determined.  The  assumptions 
that  must  be  made  in  applying  a  formula  to  any  particular  case,  are  such  as  to  render 
an  accurate  determination  of  the  proper  size  impossible.  For  instance,  the  amount 
of  water  to  be  carried  off  cannot  be  more  than  roughly  approximated,  and  very  little 
reliable  data  relative  to  the  flow  of  water  in  pipes  of  this  kind  are  obtainable.  The 
amount  of  water  is  generally  assumed  to  vary  between  %  and  1  in  per  acre  per  24  hr 
on  the  area  to  be  drained,  an  average  value  being  34  in.  Experience  aa  to  what  a 
tile  drain  has  accomplished  in  any,  particular  locality  is  a  better  guide  than  any  result 
that  may  be  obtained  by  formula.  It  has  been  well  established  in  practice  that  the 
minimum  size  should  be  4  or  6  in.  In  places  where  no  drains  have  been  laid,  the 
size  of  pipe  obtained  by  formulas  may  serve  as  a  guide  in  judging  of  the  proper  size 


to  be  used.    The  following  formula  is  given  by  Professor  I.  O.  Baker :  A  ■*  1.9 


v# 


in  which  A  is  the  number  of  acres  for  which  a  tile  having  a  diameter  of  d  inches  and 
a  fall  of  /  feet  in  a  length  of  L  feet  will  remove  1  in  of  water  in  24  hr." 

Penn.  State  Highway  Dent.  Rules  for  Determining  Number  of  Drains  (68). 
"The  character  of  the  soil  and  the  depths  of  the  drains  will  determine  the  distance 
apart  at  which  these  drains  should  be  placed.  No  set  rule  can  be  given,  but  the  fol- 
lowing table  will  serve  as  a  suggestion  for  the  approximate  spacing  of  underdrains. 
It  will  generally  be  found  that  one  line  of  pipe  under  one  side  ditch  placed  3  or  4  ft 
below  the  surface  will  give  sufficient  drainage,  but  it  may  be  necessary  to  lay  a  line  of 
tile  under  each  side  ditch.  If  one  line  of  tile  is  enough,  it  should  be  placed  on  the 
side  which  needs  drainage  the  most,  and  if  the  ground  is  sloping  the  tile  should  be 
placed  on  the  higher  aide  to  intercept  the  water  as  it  flows  down  the  hill  under  the 
surface. 


Table  VIL — Showing  Approximate  Spacing  of  Drains  for  a  Given  Depth 


Nature  of  Soil 

Depth  of 

Drain  in 

Inches 

Approximate 

Spacing  of 

Underdrains 

in  Feet 

Remarks 

Sandy   or   gravelly   soil, 
loose  soil. 

18 
21 
24 
27 
30 
36 
48 

30 
36 
40 
46 
60 
60 
80 

Can  be  used  in  connec- 
tion with  diagonal,  her- 
ringbone or  V-shaped 
systems 

Clay  or  other  plastic  soils, 
dense  soil 

18 
21 
24 
27 
30 
36 
48 

16 
18 
20 
23 
26 
30 
40 

Can  be  used  in  oonnee 
tion  with  diagonal,  her 
ringbone     or     V-shape< 

systems 

"  If  the  water  seems  to  originate  in  or  near  the  center  of  the  road,  it  may  be  advjsabl 
to  place  the  drains  in  a  manner  commonly  known  as  the  herringbone  system  or  in  i 
V-shaped  manner.  The  drains  start  in  the  middle  and  drain  to  the  side.  One  ad 
vantage  in  this  method  is  that  the  water  is  carried  for  a  distance  of  only  half  the  road 
way  and  therefore  requires  a  smaller  drain  and  perhaps  reduces  the  cost  somewhat 
~~*  the  herringbone  system  the  drains  alternate  with  each  other,  while  in  the  V-ahape< 
an  the  drains  start  at  a  common  point " 
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Pan.  State  Highway  Dept.  Instructions  for  Placing  Drain  (68).  "Whatever 
type  of  drain  ia  used,  the  following  points  should  be  observed:  (1)  The  drain  should 
be  deep  enough  to  properly  drain  the  road,  usually  18  in  to  4  ft  will  suffice;  (2)  the 
drain  should  be  laid  on  a  true  grade  to  prevent  the  accumulation  of  silt;  (3)  the  drains 
abould  not  be  laid  on  a  leas  grade  than  3  in  to  100  ft  nor  more  than  1  in  in  5  ft,  but 
if  compelled  to  lay  the  tile  on  a  smaller  grade  than  above  given,  it  would  be  well  to 
lay  the  tile  on  a  board  8  to  6  in  wide  to  obtain  a  more  even  grade;  (4)  the  drains  should 
be  covered  to  within  about  1  ft  of  the  surface  with  coarse  gravel  or  broken  stone; 
(5)  the  drains  should  have  a  good  unobstructed  outlet  and  the  end  should  be  protected 
with  masonry;  (6)  it  is  best  to  substitute  at  the  exposed  end  of  the  drain  a  few  sec- 
tions of  vitrified  pipe  as  the  porous  tile,  if  exposed,  soon  becomes  destroyed  by  the 


Pipe  Drains  in  Heavy  Clay  Cut.  Bennett  (16)  states  that  "in  Connecticut  on  what 
is  known  as  Branford  Hill,  a  heavy  cut  varying  from  6  to  12  ft  was  made  thru  a  clay 
toil  consisting  of  laminated  clay,  that  is  clay  deposited  in  layers  of  practically  uniform 
thin  li  hi  ii  separated  by  fine  sand  joints.  The  material  in  this  particular  cut  was  so 
hard  in  dry  weather  that  it  was  difficult  for  men  to  remove  it  with  pickJ  and  it  resisted 
the  action  of-  a  steam  shovel  materially.  During  heavy  summer  rains,  the  material 
Im*mw  saturated  and  muddy  and  the  road  leading  to  the  steam  shovel  was  corduroyed 
with  old  ties.  Under  the  action  of  the  heavily  loadeJ  clay  wagons,  these  ties  were 
forced  Into  the  wet  clay  subsoil  for  a  depth  of  2  to  3  ft.  It  was  evident,  therefore, 
that  some  radical  and  finished  means  of  providing  subsurface  drainage  was  necessary 
to  prevent  any  breaking  up  of  the  road  surface  under  these  abnormal  conditions  and 
the  following  method  was  employed:  Two  side  ditches  were  excavated  at  the  foot  of 
dopes  in  the  cot  to  a  depth  of  8  it  below  the  finished  road  grade.  On  the  down-bill 
side  a  6-in  tile  was  placed  in  the  bottom  of  this  ditch,  and  on  the  up-hill  side,  a  tile 
sufficient  to  take,  not  only  the  subsurface  water  but  also  the  surface  water  which  fell 
ea  the  surrounding  country  and  which  was  led  down  the  slopes  into  frequent  catch 
basins.  The  trenches  about  and  above  these  tile  were  filled  with  broken  stone  and 
eroas-drains  laid  herringbone  fashion  were  installed  beneath  the  road  surface  at  approxi- 
mately 60-f  t  intervals.  On  top  of  this  drainage  system  was  constructed  a  6-in  concrete 
road,  which  was  practically  impervious  to  water.  With  this  radical  and  expensive 
treatment,  no  trouble  has  resulted  from  subsurface  water." 

Am.  Soc  Test.  Mat.  1916  Specifications  for  Drain  Tile  (15)  are 
as  follows: 

"  Physical  Tests.  7.  The  physical  tests  of  drain  tile  shall  include  Strength  Tests 
and  Absorption  Tests;  and  may  include  Freezing  and  Thawing  Tests,  when  specified 
by  the  purchaser  in  advance,  or  when  called  for  by  the  manufacturer  or  other  seller 
as  provided  in  Sections  34,  35,  47  and  52. 

M&  Selection  of  Specimens  of  Tile.  The  specimens  of  tile  shall  all  be  selected 
at  the  factory  or  at  the  shipping  destination,  or  at  the  trench,  at  the  option  of  the  pur- 
chaser. The  selection  shall  be  made  by  a  competent  inspector  employed  by  the 
purchaser.  The  inspector  shall  divide  the  tile  into  sub-classes  if  lack  of  uniformity 
at  any  important  particular  warrants  such  division  and  shall  select  enough  represen- 
tative specimens  of  tile  from  each  sub-class  for  a  complete  set  of  standard  physical 


"9.  Number  and  Coot  of  Specimens  op  Tile.     A  standard  physics'  test  shall 

comprise  tests  of  5  individual  tiles.    Specimens  of  tile  may  be  selected  by  the  inspector 

m  such  number  as  he  judges  necessary  to  determine  fairly  the  quality  of  all  the  tile. 

manufacturer  or  other  seller  shall  furnish  specimens  of  tie  without  separate 

up  to  0.5%  of  the  whole  number  of  tile,  and  the  purchaser  shall  pay  for  all  in 

of  that  percentage  at  the  same  rate  as  for  other  tile. 

■*  Strength  Test  of  Drain  Tile.    10.  Specimens  of  Tile.    The  spec  mens  of  tile 

Shall  be  unbroken,  full-size  tile. 

"11.  Moisture  Condition  of  Specimens  of  Tile.  The  walls  of  the  tile  shall,  at  the 
tune  of  testing,  be  as  thoroly  wet  as  will  result  from  completely  covering  with  hay, 
doth,  or  similar  absorbent  material,  and  keeping  wet  for  not  less  than  12  hr. 

**  12.  Temperature  Condition  of  Specimens  of  Tile.  No  specimen  of  tile  shall 
be  exposed  to  water  or  air  temperatures  lower  than  4.4°  C  (40°  F)  from  the  beginning  of 
wetting  until  tested.    Frozen  tile  shall  be  completely  thawed  before  the  wetting  begin'- 
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"13.  Weighing.  Each  specimen  of  tile  shall  be  weighed  on  reliable  scales  just 
prior  to  testing,  and  the  weights  shall  be  reported. 

"  14.  Application  op  Load.  Any  machine  or  hand  method  which  will  apply  the 
load  continuously,  or  in  increments  not  exceeding  5%  of  the  estimated  total  breaking 
load,  may  be  used  in  making  the  test.  The  tile  shall  not  be  allowed  to  stand  under 
load  longer  than  is  required  for  observing  and  recording  the  loads.  All  solid  parts  of 
the  bearing  frames  and  bearing  blocks  shall  be  so  rigid  that  the  distribution  of  the 
load  will  not  be  affected  appreciably  by  the  deformation  of  any  part.  All  bearings 
and  the  specimens  of  tile  shall  be  so  accurately  centered  as  to  secure  a  symmetrical 
distribution  of  the  loading  on  each  side  of  the  center  of  the  tile  in  every  direction. 

"15.  Choice  op  Bbabings.  The  purchaser  shall  choose  (1)  sand  bearings,  (2) 
hydraulic  bearings,  or  (3)  three-point  bearings,  for  use  in  making  strength  tests  of 
drain  tile.    See  Sections  18,  19  and  20. 

"  16.  Calculation  and  Reporting  op  Test  Results.  The  test  results  shall  be 
calculated  and  reported,  in  pounds  per  linear  foot  of  tile,  in  terms  of  the  Ordinary 
Supporting  Strength.  The  ordinary  supporting  strength,  when  calculated  as  specified 
in  Section  16  is  approximately  equal  to  the  actual  supporting  strength  of  a  tile  when 
laid  in  a  ditch  by  the  'ordinary'  method.  See  note  under  Table  IX.  The  ordinary 
strength  shall  be  calculated  by  multiplying  the  test  breaking  loads  by  the  following 
factors:  For  sand  bearings,  1.00;  for  hydraulic  bearings,  1.25;  for  three-point 
bearings,  1.50.  The  result  of  the  strength  tests  shall  be  reported  separately  for  each 
of  the  5  individual  specimens  of  tile  constituting  a  standard  test  together  with  the 
average. 

"  17.  Modulus  op  Rupture.  The  modulus  of  rupture  may  or  may  not  be  cal- 
culated and  reported,  at  the  option  of  the  purchaser.     When  reported  it  shall  be 

calculated    by    the    equations:    M  -0.20r  r^»  or  /  =  -•_;     where    M  represents 

maximum  bending  moment  in  wall  in  pound-inches  per  inch  of  length,  r  the  radius 
of  middle  line  of  tile  wall  in  inches,  W  the  ordinary  supporting  strength,  calculated  as 
prescribed  in  Section  16,  in  pounds  per  linear  foot  of  tile,  /  the  modulus  of  rupture 
in  pounds  per  square  inch,  and  I  the  thickness  of  tile  wall  in  inches.  Five-eighths  of 
the  weight  of  the  tile  per  linear  foot  for  sand  bearings,  or  three-fourths  for  hydraulic 
or  three-point  bearings,  shall  be  added  to  If  in  computing  the  maximum  bending 
moment  M,  when  such  addition  exceeds  5%  of  W.  The  value  of  t  used  shall  be  the 
average  thickness  of  the  wall  at  the  top  of  the  tile  or  that  at  the  bottom,  selecting  the 
leaser  of  the  two.  The  coefficient  of  0.20  in  the  equation  approximates  the  value 
found  by  theoretical  analysis  and  also  that  determined  by  extended  tests. 

"Absorption  Tests  of  Drain  Tile.  21.  Test  Specimens.  Not  less  than  3  separate 
test  specimens  fr  m  each  of  5  separate  tiles  shall  be  taken  as  a  standard  sample  for  the 
absorption  tests.  Of  the  3  specimens  from  each  tile,  one  shall  be  taken  from  one  end. 
another  from  the  opposite  end,  and  the  third  shall  be  taken  from  the  middle  portion 
of  the  tile.  Each  specimen  shall  be  of  from  12  to  20  sq  in  in  area,  measured  upon  the 
exterior  or  convex  side,  and  shall  be  as  nearly  square  as  the  nature  of  the  material  will 
readily  permit.  The  specimens  shall  be  obtained  by  breaking  the  tile,  and  shall  be 
apparently  sound  solid  pieces  of  the  wall  of  the  tile,  and  shall  not  show  cracks  or  fissures 
or  shattered  edges  due  to  the  shock  of  breaking  or  cutting.  The  specimens  may  be 
obtained  from  the  broken  pieces  of  the  tiles  used  in  the  strength  test,  if  the  restrictions 
as  to  the  size  and  location  of  the  specimens  can  be  duly  observed.  The  specimens 
shall  be  so  marked  as  to  permit  the  identity  of  each  one  to  be  ascertained  at  any  stage 
of  the  test. 

"22.  Drying  Test  Specimens.  Preparatory  to  the  absorption  test,  all  specimens 
shall  be  first  weighed  and  then  dried  in  a  drier  or  oven,  at  a  temperature  of  not  less 
than  110°  C  (230°  F)  for  not  less  than  3  hr.  After  removal  from  the  drier,  the  speci- 
mens shall  be  allowed  to  cool  to  a  temperature  of  20°  to  25°  C  (68°  to  77°  F)  and  reweighed. 
If  the  specimens  were  apparently  dry  when  taken,  and  the  second  weight  closely  checks 
the  first,  the  specimens  shall  be  considered  dry.  If  the  specimens  were  1  nown  to 
be  wet  when  taken,  they  shall  be  placed  in  the  drier  for  a  further  drying  treatment 
of  2  hr,  and  reweighed.  If  the  third  weight  checks  the  second,  the  specimens  shall 
be  considered  dry.     In  case  of  any  doubt,  the  specimens  must  be  redried  for  2-hr 

nods  until  check  weights  are  obtained. 
*».  Weighing  and  Reweighino.    The  balance  used  shall  be  sensiti  e  to  0.5  g 
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when  loaded  with  1  kg,  and  weighings  shall  be  read  at  least  to  the  nearest  gram.  Where 
other  than  metric  weights  are  used,  the  same  order  of  accuracy  must  be  obtained. 
Id  reweighing  after  immersion,  the  specimens  shall  be  removed  from  the  water,  not 
allowed  to  drain  for  more  than  1  min,  the  superficial  water  removed  by  towel  or  blotting 
paper,  and  the  specimens  at  once  put  upon  the  balance. 

"24.  Immersion  op  Test  Specimens.  Specimens  after  weighing  shall  be  placed  in 
a  suitable  woven-wire  receptacle,  packed  tightly  enough  to  prevent  jostling,  covered 
vim  itffftfl1^  water  or  rainwater,  raised  to  the  boiling  point  and  boiled  for  5  hr  and 
then  cooled  in  water  to  a  final  temperature  of  10°  to  15°  C  (50°  to  59°  F). 

"25.  Calculation  and  Reporting  of  Results,  The  test  results  shall  be  cal- 
culated as  percentages  of  the  initial  dry  weight,  carried  to  the  nearest  first  decimal 
place.  The  results  shall  be  reported  separately  for  each  individual  specimen, 
together  with  the  mean  of  the  15  or  more  specimens  comprising  the  standard  sample, 
the  maxunum  and  the  minimum  single  observations  entering  into  the  mean,  and  the 
variation  between  the  maximum  and  the  minimum  of  the  3  specimens  of  each  tile 
represented  in  the  standard  sample. 

"Freezing  and  Thawing  Tests  of  Drain  Tile.  26.  Test  Specimens.  The  test 
specimens  employed  in  making  the  absorption  test  shall  preferably  be  used  for  the 
freezing  and  thawing  test.  In  the  event  that  the  same  specimens  are  not  available, 
Mother  set  selected  as  specified  in  Section  21  shall  be  taken. 

"27.  Drying  Test  Specimens.  In  the  event  that  new  specimens  for  the  freezing 
aid  thawing  test  must  be  prepared,  they  shall  be  dried  as  specified  in  Section  22. 

"28.  Weighing  and  Reweighing.  The  same  scales  and  weights  as  are  specified 
hi  Section  28  for  the  absorption  test  or  others  of  equivalent  sensitiveness  and  accuracy 
audi  be  employed  for  the  weighings  required  in  the  freezing  and  thawing  test.  The 
suae  procedure  in  weighings  and  reweighing  as  specified  in  Section  28  shall  be  used. 

"29.  Immersion  op  Test  Specimens.  In  the  event  that  new  specimens  for  the 
freezing  and  thawing  test  must  be  prepared,  they  shall  be  immersed  and  boiled  and 
cooled  in  water  as  specified  in  Section  24. 

"30.  Freezing  and  Thawing.  When  the  specimens,  either  from  the  absorption 
test  or  from  a  specially  prepared  series,  have  been  weighed  after  saturation  with  water, 
they  shall  be  returned  to  the  water,  and  kept  immersed  till  the  freezing  test  is  begun. 
For  freezing,  they  shall  be  placed  with  their  concave  faces  upward  in  water-tight  metal 
trays,  suitably  mounted  in  a  rigid  metal  crate,  and  immersed  in  ice  water  until  the 
specimens  have  attained  substantially  the  temperature  of  the  water  after  which  the 
water  shall  be  drawn  down  to  a  depth  of  H  in  in  each  tray.  The  crate  shall  then  be 
lifted  as  a  whole,  without  disturbing  the  specimens,  and  placed  in  the  freezing  appa- 
ratus. Freezing  shall  be  performed  in  a  quiet  atmosphere,  free  from  perceptible  natural 
sr  artificial  currents.  If  artificial  freezing  apparatus  is  employed,  the  apparatus  shall 
save  sufficient  heat-absorbent  capacity  to  enable  the  temperature  of  the  freezing 
ehzmber  to  be  brought  to  -10°  C  (+14°  F)  or  below,  within  80  min  after  the 
srtroduetaon  of  the  specimens.  The  temperature  in  the  freezing  apparatus  shall  not 
bfl  lower  than  -  20°  C(  -4°  F).  The  freezing  shall  be  continued  until  the  water  in 
fits  trays  is  frozen  solid.  Exposure  to  freezing  conditions  in  excess  of  this  requirement 
audi  be  considered  as  without  significance.  At  the  conclusion  of  freezing  under  the 
fpriifird  conditions,  the  crate  of  specimens  shall  be  withdrawn  and  at  once  immersed 
a  water  at  a  temperature  of  85°  to  100°  C  (185°  to  212°  F)  in  a  special  receptacle  of 
proper  size.  Heating  shall  be  continued  so  that  the  water  will  regain  the  required 
temperature  as  soon  as  practicable  after  the  specimens  are  immersed.  A  temperature 
ef  85°  to  100°  C  (185°  to  212°  F)  shall  then  be  maintained  for  not  less  than  15  min. 
At  the  conclusion  of  the  thawing  treatment,  the  crate  of  specimens  shall  be  cooled 
sown  rapidly  in  water  to  10°  to  15°  C  (50°  to  59°  F)  and  then  inspected.  The  condition 
•f  each  sample  after  each  thawing  shall  be  noted  in  the  records. 

"81.  Methods  of  Determining  Failure  in  Freezing  and  Thawing  Tbbts.  Fail- 
«fe  under  the  freezing' and  thawing  treatment  shall  be  considered  to  be  reached  when: 
(1/  The  specimens  show  superficial  disintegration  or  spelling  with  loss  of  weight  of  more 
Shan  h%  at  the  initial  dry  weight;  or,  (2)  the  specimens  are  badly  cracked  in  other 
dam  lamination  planes;  or,  (3)  the  specimens  show  evident  serious  loss  of  structural 


'82.  Physical   Test  Requirements.     The  physical  test  requirements  tor 
Afferent  classes  of  drain  shall  be  as  given  in  Table  VIII. 
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Table  VIII. — Physical-Tent  Requirements  for  Diff orent  Classes  of  Drain  Tile 


Fami  Drain  Tilb 


Note:     Whei 
In  Section  7.  th 


the  freezing  and  thawing  U 
number  «I  freezing!  and  th> 
lie,  8;  for  standard  drain  tilt 


L 


lecifled  or  demanded,  u  provided 
to  be  endured  shall  be  as  follows: 
lr  extra-quality  drain  tile,  IS. 


"93.  Absorption  Rbquhhuirnts  for  Drain  Tiije  Made  or  Mixbd  Clays.    Drain 

die  made  of  mixtures  of  surface  clays  with  other  clays  shall  conform  to  the  absorption 
requirements  lor  surfsce-clay  tile  in  Table  VIII,  when  the  proportion  of  surface  day 
Is  76%   or  more,  and   to    the   requirement*  for  shale  and   fire-day  tile  for  all   other 

"34.  Appeal  from  Absorption  Twrr  to  Freezing  and  Thawimo  Tkbt.     In  the 
event  that  a  standard  sample  (Section  21)  of  tile  fails  to  meet  the  requirements   of 

freezing  and  thawing  test,  to  be  made  at  his  expense.     In  such  recourse,  the  number 

of  tiles  tested  shall  be  four  times  the  number  represented  by  the  standard  nmple 

"'■wtion  21).     If  the  materia)  passes  the  freezing  and  thawing  test  satisfactorily,  jt 

ill  not  be  rejected  on  account  of  its  failure  to  meet  the  absorption  rr      ' 
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specified  in  Table  VIII,  but  the  average  percentage  of  absorption  of  the  specimens  uaed 
in  the  freezing  and  thawing  test  shall  be  adopted  as  the  maximum  allowable  mean  ab- 
sorption for  the  contract  in  question. 

"35.  Loots  op  Fluctuation  op  Individual  Test  Specimens  in  Physical  Tests; 
Culling  and  Rhthbting  when  Limits  are  Exceeded.  In  the  strength  tests,  indi- 
vidual tfles  of  a  standard  test  whose  mean  strength  is  satisfactory  may  fall  26%  below 
the  requirement  for  the  average  without  causing  rejection.  In  the  absorption  tests,  the 
absorption  of  individual  tiles  of  a  standard  sample  (Section  21),  which  gives  a  satis- 
factory mean  absorption  percentage,  may  exceed  the  average  by  25%  without  causing 
{ejection.  In  the  freezing  and  thawing  test,  at  least  95%  of  all  the  tiles  tested  shall 
meet  the  requirement.  In  the  event  of  the  failure  of  a  standard  sample  (Sections  9, 
21  and  26)  to  meet  the  above  requirements,  the  manufacturer  or  other  seller  may 
thorory  cull  the  material  and  submit  a  portion  to  retest  at  his  own  expense,  and  for 
such  retest  the  number  of  tiles  per  sample  shall  be  10  for  the  strength  and  absorption 
tests  and  20  for  the  freezing  and  thawing  test.  In  the  event  of  the  failure  of  the 
material  after  culling  to  pass  the  requirements,  it  shall  be  rejected  without  further  test. 

"36.  Strength  Test  Requirements  when  Manufacturer  is  Held  Responsible 
roR  Cracking  in  Ditches.  The  manufacturer  or  other  seller  shall  not  be  held  re- 
sponsible for  cracking  of  drain  tile  in  ditches  unless  by  special  agreement  in  advance, 
and  in  any  event  his  obligation  shall  be  held  to  be  discharged  by  the  delivery  of  drain 
tile  having  the  minimum  ordinary  supporting  strengths  specified  in  Table  IX;  and, 
if  it  is  not  otherwise  specified  in  advance  by  the  purchaser,  tile  shall  be  supplied  of 
the  strengths  specified  for  clay  ditch  filling,  for  ordinary  pipe  laying  and  for  widths 
of  dtteh  at  the  level  of  the  top  of  the  tile  equal  to  0.5  ft  greater  than  the  outside  diam- 
of  the  tile.  The  purchaser  shall  furnish  to  the  manufacturer  or  other  seller 
information,  in  advance  of  receiving  bids,  as  to  the  number  of  linear  feet 
of  drain  tOe  of  eath  diameter  required  for  each  different  depth  of  ditch,  measured  to 
the  nearest  foot  from  the  surface  of  the  ground  to  the  top  of  the  tile. 

Notb:  Ordinary  Pipe  Laying  is  pipe  laying  in  accordance  with  customary  good 
practiee  in  tile-drain  construction,  whereby  the  underside  of  the  pipe  is  well  bedded 
on  soil  for  60°  to  90°  of  the  circumference. 

First-Class  Pipe  Laying  is  pipe  laying  in  accordance  with  the  best  customary  practice 
in  pipe-sewer  construction,  whereby  the  entire  underside  of  the  pipe  is  very  thoroly 
bedded  on  soil  and  the  entire  pipe  is  surrounded  by  well-compacted  soil,  under  the 
direction  of  an  inspector  constantly  present  on  the  work. 

When  pipe  is  laid  in  a  concrete  or  other  permanent  masonry  cradle,  strong  enough 
to  carry  the  entire  load  to  the  sub-base  without  breaking  and  large  enough  to  prevent 
settlement,  the  standard  strengths  for  all  dimensions  of  ditches  and  all  filling 
shall  be  those  specified  for  Standard  Drain  Tile  in  Table  IX. 
'Visual  Inspection.  37.  Purposes.  All  drain  tile  shall  be  given  a  thoro  visual 
[lection  at  the  trench  by  a  competent  inspector  employed  by  the  purchaser.  The 
of  the  visual  inspection  shall  be:  (1)  To  cull  and  reject  imperfect  individual 
tfles;  and  (2)  to  determine  whether  the  tiles,  independently  of  meeting  the  chemical 
and  the  physical  test  requirements,  comply  with  the  specifications  of  general  proper- 
ties, especially  as  stated  hereinafter. 

"38.  Shape.    All  drain  tile  shall  be  of  approximately  circular  cro88»eection,  except 

when  otherwise  specified  in  advance.    They  shall  be  approximately  straight,  except 

fa  the  case  of  special  connections.    The  ends  shall  be  so  regular  and  smooth  as  readily 

to  admit  of  making  close  joints  by  turning  and  pressing  together  adjoining  tile. 

"39.  Nominal  Sizes.    The  sizes  of  drain  tile  shall  be  designated  by  their  interior 


*"40.  Minimum  Lengths.  Drain  tile  smaller  than  12  in  in  diameter  shall  have 
a  minimum  length  of  12  in.  Tile  of  from  12  to  30  in  in  diameter,  inclusive,  shall  have 
lengths  not  less  than  the  diameters.  Tile  larger  than  30  in  in  diameter  shall  have  a 
minimum  length  of  30  in. 

"41.  Structure.  Drain  tile  shall  be  substantially  uniform  in  structure  thruout, 
sad  the  inspector  shall  investigate  this  property  by  examining  fractured  surfaces. 

"42.  Ring,  Drain  tile  shall  give  a  clear  ring  when  stood  on  end  and  while  dry 
tapped  with  a  Kght  hammer. 

"43.  Color.    The  inspector  may  use  the  color  of  drain  tile  as  a  general  guidr 
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sorting  and  inspecting,  but  he  shall  first  so  familiarise  himself  with  the  raw  materials 
and  the  processes  used  in  the  manufacture  of  the  particular  tile  in  question  as  to  be 
competent  to  interpret  the  true  meaning  of  variations  in  their  color. 

"44.  Inside  Smoothness.    Drain  tile  shall  be  reasonably  smooth  on  the  inside. 

"46.  Cracks,  Checks,  Chips  and  Broken  Pibcbs.  Drain  tile  shall  be  free  from 
cracks  and  checks  extending  into  the  body  of  the  tile  in  such  a  manner  as  to  decrease 
the  strength  appreci  bly.  Tile  shall  not  be  chipped  or  broken  in  such  a  manner  as 
to  decrease  their  strength  materially  or  to  admit  earth  into  the  drain. 

"46.  Use  op  the  Terms  Vitrified  and  Hard-Burned.  All  drain  tile  shall  be 
sufficiently  vitrified  or  hard-burned  to  afford  the  degree  of  supporting  strength,  per- 
centage of  absorption,  and  resistance  to  freezing  and  thawing  specified  in  the  physical 
test  requirements  prescribed  in  Table  VIII. 

"47.  Appeal  prom  Results  op  Visual  Inspection.  The  manufacturer  or  other 
seller  may  appeal  from  decisions  of  the  inspector  on  questions  of  strength  or  structure 
when  such  decisions  are  based  on  visual  inspection  alone,  in  which  case  the  point  at 
issue  shall  be  determined  by  standard  physical  tests,  the  cost  of  which  shall  be  paid 
by  the  appellant,  if  the  inspector  was  right,  or  by  the  purchaser  if  his  inspector  was 
in  error. 

"48.  Additional  Distinctive  Physical  Characteristics.  Drain  tile  of  the  differ- 
ent daeses  shall,  in  addition  to  all  requirements  heretofore  specified,  have  the  dis- 
tinctive physical  characteristic  prescribed  in  Table  X.' 


if 


Table  X. — Distinctive  General  Physical  Properties  of  Different  Classes  of 

Drain  Tile 


Physical  Properties  Specified 


Allowable  variation  of  average  diameter  below 
specified  diameter,  percent 

Allowable  variation  between  maximum  and  mini- 
mum diameters  of  same  tile,  or  average  diameters 
of  adjoining  tile,  percentage  of  thickness  of  wall 

Allowable  variation  from  straightness,  percentage 
of  length 

Allowable  thickness  of  exterior  blisters,  lumps  and 
flakes  which  do  not  weaken  tile  and  are  few  in 
number,  percentage  of  thickness  of  wall 

Allowable  diameters  of  above  blisters,  lumps  and 
flakes,  percentage  of  internal  diameter 

General  inspection 


Farm 

Drain 

Tile 


86 
5 

25 

20 
Careful 


Standard 
•  Drain 
Tile 


3 

75 
3 

20 

15 
Rigid 


Extra- 
Quality 
Drain 
Tik 


3 

66 
8 

15 

10 
Very  rigid 


Columbus,  Ohio,  Specifications  for  Drain   Pipe  and  Vitrified  Pipe  are  as 
follows: 

' "  Drain  Pipe.  Each  tile  shall  be  of  cylindrical  section,  the  size  being  designated  by 
the  interior  diameter.  The  average  diameter  shall  not  be  more  than  3%  less  than 
the  specified  diameter.  The  maximum  and  minimum  diameters  of  the  same  tile  or 
average  diameters  of  adjoining  tile  shall  not  differ  more  than  80%  of  the  thickness 
of  the  walL  The  minimum  length  of  tile  shall  not  be  less  than  12  in.  In  tile  12  in 
or  over  in  diameter,  up  to  30  in  in  diameter,  the  length  shall  not  be  less  than  the 
diameter.  Tile  over  80  in  in  diameter  need  not  have  a  greater  length  than  80  in. 
Tile  designated  to  be  straight  shall  not  vary  from  a  straight  line  more  than  3%  of 
its  length.  Tile  shall  be  reasonably  smooth  on  the  inside,  and  free  from  cracks  and 
checks  extending^  into  the  body  of  the  tile  in  such  manner  as  to  appreciably  decrease 
the  strength.  Tile  stood  on  end  and  tapped  with  a  light  hammer  when  dry  shall  give 
a  clear  ring.  Tile  shall  be  free  from  chips  or  broken  pieces  which  will  decrease  its 
strength  or  admit  earth  into  the  drain.  The  end  shall  be  regular  and  smooth  and 
admit  of  the  making  of  a  close  joint  when  properly  turned  and  pressed  together 

"  Vitrified  Pipe.    The  pipe  shall  be  of  the  best  quality  of  vitrified  stone-war 
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and  spigot  pipes,  thoroly  burned  true  in  form,  and  free  from  cracks,  warps,  imperfec- 
tions of  any  kind  and  shall  be  well  and  smoothly  salt  glased  in  the  best  manner  on 
the  entire  inner  and  outer  surfaces.  No  pipe  shall  vary  in  any  two  interior  diameters 
more  than  2%  of  its  nominal  diameter.  No  pipe  shall  vary  more  than  M  in  in  2  ft 
from  perfect  straightness.  When  required,  curved  or  other  form  of  pipe  shall  be 
furnished  and  laid." 

Blind  Drains.  Blind  drains  are  essentially  like  the  side  drains  already 
described  but  with  the  drain  tile  omitted.  They  are  cheaper  in  cost  because 
of  the  omission  of  the  tile  but  they  are  more  likely  to  clog  up  with  silt  and 
thus  become  ineffective.  Stones  of  larger  dimensions  are  employed  than 
for  the  side  drains  and  cobbles  from  3  to  8  in  in  size  are  placed  at  the  bottom 
graded  to  1  J4-in  stones  at  the  top.  Drains  are  also  constructed  by  making 
a  rough  box  of  slabs  of  stone  at  the  bottom  of  a  trench  such  as  is  described 
above,  leaving  a  clear  opening  at  the  bottom  of  6  by  9  in  or  greater,  but 
the  labor  of  placing  the  slabs  will  usually  cost  more  than  the  drain  tile. 

Springs  Drained  by  Blind  Drains.  Thomas  (59)  states  that  "in  many  cases  it 
becomes  necessary  to  provide  in  places  where  there  are  wet-weather  springs  or  small 
seepages  beneath  the  road-bed  some  form  of  drainage  to  carry  this  water  off.  This 
may  be  done  by  cutting  a  ditch  running  longitudinally  and  in  the  center  of  the  road 
for  the  length  that  this  water  appears  therein,  and  side  ditches  emanating  from  this 
to  the  shoulder  at  an  angle  of  about  45°  with  the  center  line  of  the  road,  and  placing 
therein  large  stones  that  can  be  handled  by  men,  and  then  building  the  road  surface 
over  this.  This  is  a  very  good  way  in  which  this  can  be  done  with  comparatively 
low  cost  and  will  effect  a  great  saving  in  the  road  making." 

The  V-Drain.  The  most  effective  method  of  providing  for  the  sub- 
drainage  of  a  road^yet  devised  is  the  so-called  V-drain,  Fig.  6,  first  adopted 
by  the  Mass.  Highway  Comm.     A  trench,  at  least  as  wide  as  the  road  crust 

or  pavement,  is  excavated  for  a 

|    lllfn|^Lt|jilti(1,u^     1  dePth  of  from  12  to  18  in  in  the 

yS    *~i  r^nm^KTmli^mi^^^  j  ^    "S^     center  and  to  a  depth  of  from  4 

L« jay >J  to  Sin  on  the  sides,  shaped  on 

Fig.  6.    V-Drain  tne  bottom  like  a  flattened  letter 

V.  This  trench  is  filled  with 
cobbles  or  rough  stones  varying  in  size  from  the  smallest  obtainable  to  those 
8  or  10  in  in  diameter,  the  largest  stones  being  placed  at  the  bottom.  The 
stones  need  not  be  placed  with  special  care  but  so  as  to  permit  of  their 
consolidation  by  a  roller.  The  bottom  of  the  trench  should  be  tolerably 
true  to  grade,  and  cut-off  lateral  trenches  filled  with  stones  should  be  con- 
structed to  carry  the  water  which  accumulates  at  the  bottom  of  the  V-trench 
to  outlets.  Such  a  drain  costs  less  usually  than  two  side  or  blind  drains 
and  has  the  added  advantage  of  making  an  excellent  foundation  for  the 
road  crust  or  pavement  even  over  very  doubtful  soils  (see  Art.  17). 

8.    Surface  Drainage 

Minimum  Grade.  The  center  profile  of  a  roadway  should  not  be  level 
and  slight  artificial  grades  are  often  introduced  to  assist  the  run-off  of 
surface  water.     A  minimum  grade  of  3  in  in  100  ft,  0.25%,  is  good  practice. 

Camber  or  Crown.  The  camber  or  crown  of  all  roadways  should  be  as 
low  as  will  permit  water  falling  on  the  surface  to  reach  the  roadsides  quickly. 
Hard  surfaced  roads  require  a  lesser  crown  than  do  those  having  road 
crusts  of  earth  or  gravel.  For  cement-concrete  or  bituminous  surfaces  the 
camber  may  be  as  low  as  H  in  to  the  ft  of  half-width  of  roadway  while 
earth  surfaces  are  maintained  more  easily  if  the  camber  is  from  %  to  1  in 
to  the  ft.  A  greater  crown  than  1  in  to  the  ft  is  rarely  advisable  because 
iifnculty  in  driving  at  such  an  inclination,  to  overcome  which  the 
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vehicles  usually  straddle  the  center  of  the  roadway,  thus  concentrating 
the  wear.  On  a  low-crowned  roadway  the  traffic  and  the  consequent  wear 
are  better  distributed. 

Conchisiona  on  Crowns  in  1917  Rep.  Spec.  Com.  Mat.  Road  Cons.  Am.  Soc. 
C  K.  (14b).  "As  related  to  drainage,  the  matter  of  the  crown  of  the  roadway. is 
particularly  important.  The  ideal  roadway  surface  would  be  flat  in  cross-section 
were  it  not  for  the  necessity  of  the  automatic  removal  of  surface  water  to  the  <*h«wnoi« 
where  it  must  be  most  conveniently  carried  along.  Crowning  the  roadway  tends  to 
concentrate  the  traffic  on  the  ridge  where  it  is  then  most  comfortable  for  the  travelers, 
and  the  amount  of  crown  which  will  result  in  this  concentration  on  the  ridge  varies 
with  the  type  of  pavements.  Also,  the  rate  of  crown  necessary  for  the  proper  removal 
of  storm-water  to  the  gutters  or  ditches  varies  with  the  type,  and  with  the  provisions 
to  be  made  for  the  cleaning  and  the  upkeep  of  the  roadway  surface.  In  the  general 
practice,  the  amount  of  crown  for  the  shoulders  of  an  uncurbed  roadway  has  usually 
been  a  cross  slope  of  1  in  per  ft,  the  shoulders  being  of  the  natural  earthy  material, 
and  this  rate  is  to  be  recommended  for  shoulders,  except  in  special  cases.  The  crown 
generally  used  in  the  construction  of  broken  stone  roadways  is  excessive  when  bitu- 
minous materials  are  used,  and  a  crown  of  even  H  in  per  ft  should  be  avoided  when 
a  lesser  crown  can  be  secured  without  detriment  to  the  surface  drainage.  For  the 
various  roadway  surfacings,  the  practice  generally  observed  and  to  be  recommended 
is  as  given  in  the  following  table: 


Kind  op  Roadway 


Gravel 

Broken  stone 

Bituminous  surface . . 
Bituminous  macadam 
Bituminous  concrete. 

Sheet-asphalt 

Cement-concrete.  .  .  . 

Stone  block 

Woodblock 


Cbown  Recommended 


Maximum 


lin 
^in 
Hin 
Hin 
Hin 
Kin 
Hin 
Hin 
Hin 
Hin 


to  the  ft 
to  the  ft 
to  theft 
to  the  ft 
to  the  ft 
to  the  ft 
to  the  ft 
to  the  ft 
to  the  ft 
to  the  ft 


Minimum 


Hin 
Hin 
Hin 
Hin 

Hin 
H'm 
Hin 
Hin 
Hin 
Hin 


to  the  ft 
to  the  ft 
to  the  ft 
to  the  ft 
to  the  ft 
to  the  ft 
to  theft 
to  the  ft 
to  the  ft 
to  the  ft 


"*  Concave  pavements  of  cement-concrete,  vitrified  block,  or  stone  block  may  fre- 
quently be  found  advantageous  for  alleys,  and,  in  such  cases,  the  same  rates  of  slopes 
in  cross  section  as  those  previously  given  should  govern." 

Side  Ditches.  See  Art.  2.  When  it  is  possible,  the  side  ditches  should 
not  be  deep  and  in  cuts  it  is  well  to  merely  carry  the  camber  of  the  roadway 
to  the  bank,  thus  making  a  gutter  rather  than  a  ditch  at  the  roadsides. 
Such  a  form  of  construction  is  not  so  dangerous  to  travelers  and  the  gutter 

■vt-to-tt- 


Fig.  7.    V-Shaned  Ditch 

may  be  cleaned  of  deposits  by  a  road  machine,  a  difficult  process  if  the 
side  ditch  be  deep  and  narrow.  The  gutters  or  ditches  should  have  outlets 
as  frequently  as  the  topographical  features  will  permit  so  that  the  water 
may  not  accumulate  and  gully  or  scour  the  roadsides.    The  bottom  of  the 
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ditch  or  gutter  should  bo  at  a  true  grade  to  prevent  ponding  of  the  water. 
Typical  sections  of  ditches  are  shown  in  Figs.  7, 8,  and  9.  Of  these  the  least 
desirable  is  the  ditch  with  the  trapezoidal  section.  Such  a  section  is  rarely 
necessary  and  it  should  be  installed  only  when  the  volume  of  water  is  great 
and  it  is  not  possible  to  turn  it  from  the  ditch  to  the  fields  quickly. 

"Side  Ditches  When  Road  is  on  a  Fill  (63).  It  is  often  thought  that  side  ditches 
are  required  only  when  the  road  is  in  cut,  that  is  when  the  roadway  is  below  the  ground 
at  the  sides  of  the  road.    It  will  be  found  that  in  some  locations,  even  if  the  road 


Fi-.  8.    Wide  and  Flat  Ditch 


Fig.  9.    Ditch  with  Trapezoidal  Section 


grade  has  been  made  by  filling  above  the  surrounding  land  that  a  ditch  on  either 
side,  when  the  ground  slopes  toward  the  road,  will  benefit  the  road  very  materially. 
These  ditches  will  prevent  the  water  from  seeking  an  outlet  under  the  fill  of  the  road- 
way and  will  help  to  keep  it  in  a  dry  condition." 

Slope  Ditches.  In  cuts  and  on  side  hills  it  is  good  practice  to  excavate 
ditches  on  top  of  the  banks  and  away  from  the  edges  to  cut  off  water  which 
would  otherwise  flow  down  the  slopes  and  scour  them.  The  side  slopes 
are  thus  protected  in  a  measure,  and  the  gutters  are  relieved  of  a  portion 
of  their  duty. 

Penn.  State  Highway  Dept.  Instructions  for  Construction  of  Secondary  Ditches 
(68).  "  When  the  road  is  located  on  a  hillside  it  may  be  found  that  there  ia  so  much 
water  flowing  into  the  ditches  that  those  of  ordinary  size  will  not  hold  it.  In  cases 
of  this  kind  a  secondary  ditch  well  up  on  the  side  of  the  hill  should  be  dug.  It  will 
intercept  most  of  the  water  before  it  reaches  the  ride  ditches  and  save  a  great  deal 
of  expense  in  keeping  up  the  side  slope.  This  drain  should  be  of  sufficient  depth  and 
width  to  properly  dispose  of  the  water  and  should  lead  to  the  nearest  cross-drain  or 
away  from  the  road  if  possible.  These  ditches,  on  account  of  their  location,  very 
quickly  become  filled  up  with  debris  and  earth  falling  in  from  its  rides  and  require  fre- 
quent cleaning,  but  this  expense  is  justified." 

Paved  Gutters.  On  gradients  steeper  than  about  3%,  where  the  soil 
scours  or  gullies  easily,  it  is  usually  necessary  to  pave  the  gutters.  The 
paving  may  consist  of  cobbles  carefully  placed  and  rammed,  of  paving 
blocks,  paving  brick,  or  cement-concrete.  Cobble  stones  are  used  generally 
in  the  rural  districts  since  they  arc  ordinarily  readily  obtainable  and  cheap. 

Mass.  Specifications  for  Cobble  Stone  Gutters.  The  following  specifi- 
cations used  in  the  Massachusetts  State  highway  work  represent  the  best 
practice. 

"No  gutter  is  to  be  laid  until  after  the  broken  stone  has  been  rolled,  unless  otherwise 
ordered  by  the  engineer.  In  no  case  is  the 'roller  to  pass  over  any  part  of  any  paved 
gutter. 

"  Dimensions.  Gutters  not  exceeding  400  ft  in  length  shall  be  3  ft  wide  with  a 
shoulder  1  ft  wide  and  a  dish  of  3  in.  Gutters  exceeding  400  ft  in  length  shall  increase 
the  dish  above  this  length  at  the  rate  of  1  in  to  each  800  ft. 

"  All  Stone  used  in  gutters  shall  be  rounded  field,  bank,  or  river  stone;  no  flat,  shaky, 

or  mtten  stone  shall  be  used.     The  stone  may,  on  the  average,  lay  from  4  to  6  sq  yd 

ton.    A  cubic  yard  may  be  estimated  to  weigh  1  %  tons.    The  larger  selected 
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•tone  will  be  laid  in  the  gutter  row  and  on  the  edges  to  a  true  line  and  grade,  with  the 
largest  diameters  lengthwise  of  the  road.  All  other  stone  will  be  laid  with  the  longest 
diameters  across  the  gutter. 

**  Construction.  The  trench  shall  be  excavated  to  a  depth  of  12  in  below  the  finished 
grade  of  the  gutter;  gravel  shall  then  be  spread  and  rammed  to  a  depth  of  4  in.  A 
layer  of  N'd'HTig  sand,  or  gravel  free  from  stone  larger  than  H  in  in  diameter,  shall  then 
be  spread  of  a  sufficient  thickness  to  bring  the  gutter  stone  which  are  bedded  in  it  to 
the  proper  grade  and  cross-section  after  they  are  thoroly  rammed.  Each  stone  is  to 
be  rammed  to  an  unyielding  foundation.  The  contractor  shall  employ  one  rammer 
to  every  two  pavers.  The  surface  shall  then  be  covered  with  coarse  sand  or  fine  screened 
gravel  free  from  day  or  dirt,  which  must  be  well  broomed  into  all  joints.  The  stone 
shall  then  be  rerammed  and  the  surface  left  smooth  and  even.  If  from  any  cause 
the  stone  in  a  gutter  shall  have  been  disturbed  and  left  uneven,  they  must  be  relaid 
by  the  contractor  and  at  his  cost.  Sand  or  screened  gravel  shall  then  be  spread  over 
the  entire  surface  cf  sufficient  depth  to  fill  all  interstices.  The-  edge  of  the  gutter 
toward  the  road  shall  be  left  M  in  below  the  surface  of  the  adjoining  broken  stone;  in 
no  case  must  it  project  above  it.  All  broken  stone  which  may  be  disturbed  during 
the  paving  of  the  gutter  must  be  carefully  replaced  and  thoroly  rammed.  The  bank 
on  the  outside  of  the  gutter  must  be  sloped  to  the  gutter,  so  as  to  have  no  bunches  or 
depressions  on  its  surface." 

The  specifications  for  stone  block,  brick  and  cement-concrete  pavements 
given  in  .Sects.  19,  20  and  21  respectively,  may  be  used  for  the  other  types 
of  paved  gutters.     Also  see  Sect.  25,  Arts.  12,  13  and  14. 

Oiled  Gutters.  It  is  sometimes  advisable,  when  a  better  type  of  gutter  is  not 
possible  because  of  the  lack  of  suitable  materials  at  a  reasonable  cost,  to  apply  asphaltic 
oil  to  the  shoulders  of  the  road  and  to  the  gutters.  The  oil  combines  with  the  soil  to 
some  extent  and  tends  to  greatly  lessen  the  scour.  This  type  of  work  is  but  a  tem- 
porary palliative  but  it  may  often  be  employed  for  a  season  or  two  until  paving  can 
be  installed. 

Culverts.  At  low  points  in  the  grade,  at  stream  crossings  and  whenever 
it  is  necessary  to  deflect  the  surface  water  from  one  side  of  the  highway 
to  the  other,  suitable  culverts  must  be  installed.  The  required  area  of 
the  waterway  of  every  culvert  must  be  figured  to  ensure  that  it  is  of  sufficient 
capacity  to  carry  quickly  the  water  which  comes  to  it.  Culverts  may 
consist  of  concrete  pipe,  vitrified  clay  pipe,  cast  iron  or  corrugated  iron 
pipe,  stone  masonry  or  concrete.  Formulas,  for  run-off  and  specifications 
for  construction  of  these  several  types  of  construction  will  be  found  in 
Sect.  26,  Arts.  12  and  13. 

On  mountain  grades  and  on  side  hills,  it  is  frequently  advisable  to  install 
pipes  from  the  gutter  on  the  uphill  side  at  very  frequent  intervals.  It  is 
difficult  to  overdo  this  precaution,  and  on  grades  in  excess  of  5%  a  12-in 
pipe  every  300  ft  is  almost  the  minimum.  Where  the  water  from  such  a 
pipe  discharges  upon  the  slope  of  an  embankment,  it  is  frequently  necessary 
to  pave  the  outlet  to  prevent  scour  and  it  is  good  practice  to  install  head- 
walls  of  stone  masonry  or  concrete  at  the  lower  end  of  such  pipes. 

9.    Catch  Basins  and  Inlets 

Catch  Basins  and  Drop  Inlets.  The  upper  ends  of  culverts  installed 
to  carry  water  under  the  roadway  usually  require  catch  basins  or  drop 
inlets  to  impound  the  water.  They  may  be  built  of  either  brick  or  concrete. 
Several  types  of  such  structures  are  given  in  Figs.  10  to  15  inc.  The  bottom 
of  the  catch  basin  is  usually  placed  1  or  2  ft  below  the  bottom  of  the  pipe 
so  as  to  provide  a  sump  to  hold  back  dirt  and  debris  from  entering  the 
culvert  pipe.  This  practice  is  not  always  necessary  if  the  culvert  pipe  is 
laid  on  a  considerable  grade.  Such  pipes  should  always  be  inclined  as 
much  as  the  topography  will  permit  to  facilitate  the  speedy  flow  of  **"* 
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pipes  he  trapped  in  order  to  prevent  the  emanation  of  objectionable  gases 


Drop  inlets  should  be  installed  oh  far  from  the  traveled 
way  as  possible  so  as  to  bo  out  of  the  way  of  travel.  If 
of  necessity  they  have  to  lie  placed  in  the  line  of  the  gutter, 

liable   iron   gratings   niust   be   provided,   of   sufficient 
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likely  t. 

pass  over  them  and  of  such  design  that 
the  water  will  pass  thru  the  openings 
freely  while  sticks  and  large  debris  are 
held  back. 

Fii.  12  N.Y.  State        Percolating  Basins.     In  flat  country 

Hi[hw»y  Jpcpt.    where  there  appears  to  be  no  chance  to 

oonmte  Latch    drain  water  (■„,„,  tj,e  roadside  except  by 

costly  pipe  installation. 
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possible  to  take  care  of  the  water,  in  a  measure,  by  the  construction  of  per- 
colating pits.  Such  pits  may  be  3  or  more  ft  in  diameter  and  deep  enough 
to  pass  thru  an  impervious  layer  to  a  pervious  layer.  The  pit  so  dug  is 
filled  with  rough  stone.  This  form  of  construction  is  advisable  only  when 
the  impervious  stratum  is  thin. 

Inlet  Castings.  There  are  many  different  types  of  castings  used  as 
covers  for  catch  basins  and  inlets.  If  a  casting  is  so  placed  that  traffic 
will  pass  over  it,  a  very  strong  type  will  be  required.  0 

Pittsburgh  Specifications  for  Catch  Basins  (see  Figs.  10  and  11)  are  as 
follows: 

44  Work  Included.  The  contractor  shall  furnish  all  labor,  tools  and  all  materials 
except  eastings,  excavate  for  and  construct  brick  catch  basins  of  all  classes  and  types 
required  on  the  contract  plans,  in  accordance  with  the  Contract  Plans,  the  Standards 
for  Street  and  Sewer  Construction  and  as  herein  specified. 

"  Description  of  Standard  Catch  Basins.  The  details  and  dimensions  of  each  class 
sad  type  of  standard  catch  basin  are  contained  in  the  Standards  for  Street  and  Sewer 
Construction  and  the  catch  basins  shall  conform  thereto.  Catch  basins  consist  of  a 
brick  structure  to  which  a  terra  cotta  pipe  connection  is  made,  the  inside  bottom  of 
the  brick  structure  being  constructed  at  a  depth  of  1  ft  or  more,  as  required  on  the 
detail  plans,  below  the  invert  of  the  terra  cotta  pipe  outlet.  Standard  storm  inlets  in 
which  the  bottom  of  the  structure  is  approximately  flush  with  the  invert  of  the  outlet 
and  in  which  the  stench  plate  or  trap  is  omitted  are  paid  for  under  a  separate  item. 

"Brick  Masonry.  The  brick  masonry  in  the  catch  basins  shall  be  built  with  ordi- 
nary sewer  brick  and  the  construction  of  the  brick  masonry  and  the  materials  therefor 
shall  conform  to  the  requirements  of  the  General  Specifications  for  Brick  Masonry. 

"Excavation.  Excavation  for  catch  basins  shall,  in  all  cases,  be  included  in  the 
price  bid  for  catch  basins.  On  repaving  work  the  price  bid  shall  include  all  excavation 
sad  the  disposal  of  the  same,  together  with  the  old  paving  materials.  Excavation 
sad  back-filling  shall  be  done  in  accordance  with  the  requirements  of  the  Specifications 
for  Trench  Excavation,  except  as  herein  otherwise  stipulated.  The  face  of  the  ex- 
cavation shall  be  at  least  6  in  from  the  exterior  surface  of  the  masonry. 

*'  Back-Filling.  Back-filling  shall  be  done  with  selected  materials,  thoroly  rammed 
and  compacted,  and  shall  be  carried  up  with  the  work  and  placed  as  soon  as  the  mortar 
■as  sufficiently  set. 

"Catch  Basins  Rebuilt.  Where  catch  basins  are  to  be  constructed  to  replace 
«**«^wg;  structures,  in  the  locations  shown  on  the  Contract  Plans,  the  Contractor 
•hall  remove  the  old  structure  and  dispose  of  the  materials,  except  that  the  castings 
shall  remain  the  property  of  the  City.  When  the  bottom  of  the  old  catch  basin  is 
below  the  proper  subgrade  of  the  new  structure,  the  Contractor  shall  fill  the  same 
to  the  required  height. 

M  Mortar  Plaster.  The  interior  surfaces  of  the  bottom  and  side  walls  up  to  the  top 
of  the  stench  plate  shall  receive  a  plaster  coat  of  Portland  cement  mortar,  H  in  in 
thirfrweas,  which  shall  be  applied  immediately  after  the  completion  of  the  brick  work. 

14  Castings.  All  castings  shall  be  furnished  by  the  City  and  shall  be  delivered  on  the 
she  of  the  work  free  of  cost  to  the  Contractor.  The  Contractor  shall  place  all  castings 
en  the  brick  work  in  full  beds  of  mortar  and  shall  adjust  the  same  to  the  established 
grade  of  the  street.  The  catch  basin  covers,  when  required,  shall  be  filled  with  con- 
crete and  finished  with  a  mortar  coating  H  in  in  thickness.  The  gravel  used  in  this 
concrete  shall  not  exceed  %  in  in  the  greatest  dimensions.  The  surface  of  the  concrete 
shall  be  finished  so  as  to  conform  to  the  surface  of  adjoining  sidewalks. 

K  Bolts,  The  Contractor  shall  furnish  and  place  all  bolts  required  for  the  assembling 
or  placing  of  the  castings. 

**  Gaskets.  All  catch  basins  provided  with  a  cast  iron  trap  having  a  removable 
piste  require  the  insertion  of  a  gasket,  as  shown  on  the  detail  plans.  This  gasket  shall 
be  furnished  and  placed  by  the  Contractor. 

"Depths,  Catch  Basin,  Type  1.  Unless  otherwise  required  on  the  contract  plans, 
the  inside  bottom  of  Type  1  catch  basin  shall  be  6  ft  6  %  in  below  curb  grade.  Where 
pester  depth  of  basin  is  required,  the  same  will  be  marked  upon  the  contract  plans 
sad  the  catch  basin  shall  then  conform  thereto. 
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"  Measurement  and  Compensation.  The  price  bid  for  catch  basins  shall  be  a  lump 
sum  price  per  catch  basin  and  the  unit  price  bid  shall  include  building  catch  basins  of 
all  Hnssen  and  types  required  on  the  Contract  Plans.  The  price  bid  per  catch  basin 
shall  include  all  excavation  without  classification  of  materials,  back-filling,  furnishing 
all  labor,  tools  and  materials,  constructing  the  catch  basin  and  doing  all  work  as 
hereinbefore  required  in  conformance  with  the  Contract  Plans,  the  Specifications 
and  the  Contract." 

FOUNDATIONS 

10.    General  Considerations  Relative  to  Foundations 

Necessity  for  Adequate  Foundations.  The  foundation  of  the  roadway 
must  sustain  the  load  which  comes  upon  the  crust  or  pavement.  As  stated 
already  in  Art.  1,  the  foundation,  if  it  be  of  soil,  must  be  kept  as  free  of 
water  as  possible.  All  soils  in  a  dry  state  will  sustain  greater  loads  than 
when  they  are  wet.  The  crust  or  pavement  distributes  the  load  over  the 
foundation  and  in  a  measure  the  thicker  and  more  rigid  the  crust  or  pave- 
'ment,  the  more  the  load  is  distributed. 

Results  of  Investigations  by  the  Mass.  Highway  Comm.,  made  to  ascertain 
the  proper  thickness  for  its  water-bound  broken  stone  roads,  were  given  as  follows 
in  its  1901  Report.  "Sand,  gravel  and  porous  soils  give  no  trouble  at  any  time;  while 
clay,  sandy  loam  and  all  non-porous  soils  are  much  weakened  by  frost  action,  and  in 
their  natural  condition  afford  poor  support  in  the  spring  months,  they  can,  however, 
be  greatly  improved  by  removing  from  them  the  ground  water,  which  in  a  measure 
may  be  done  by  means  of  side  drains.  The  commission  has  estimated  that  non- 
porous  soils,  drained  of  ground  water,  at  their  worst,  will  support  a  load  of  about  4  lb 
per  sq  in;  and,  having  in  mind  these  figures,  the  thickness  of  the  broken  stone  has 
been  adjusted  to  the  traffic  On  a  road  built  of  fragments  of  broken  stone,  the  down- 
ward pressure  takes  a  line  at  an  angle  of  45°  from  the  horizontal,  and  is  distributed 
over  an  area  equal  to  the  square  of  twice  the  depth  of  the  broken  stone.  If  a  division 
of  the  load,  in  pounds,  at  any  one  point,  by  the  square  of  twice  the  depth  of  the  stone, 
gives  a  quotient  of  four  or  less,  then  will  the  road  foundation  be  safe  at  all  seasons 
of  the  year.    On  sand  or  gravel  the  pressure  may  safely  be  placed  at  20  lb  per  sq  in." 

The  Conclusions  of  the  Second  Int.  Road  Cong.  (3b)  at  Brussels  in  1910  concern- 
ing foundations  were  as  follows.  "The  strength  of  road  foundations  should  be 
increased  in  proportion  as  the  supporting  power  of  the  ground  decreases.  The  founda- 
tion should  have  more  body  and  resistance,  the  more  it  is  exposed  to  internal  deteri- 
oration and  external  wear.  In  the  choice  of  the  system  of  foundations  for  both  stone 
block  pavements  and  metalled  roads,  due  consideration  should  be  given  to  the  con- 
dition of  the  subsoils,  with  regard  to  the  possibility  of  their  drainage,  to  their  geological 
nature  and  to  the  nature  of  the  materials  of  the  locality.  In  order  to  determine  the 
thickness  and  the-extent  of  the  foundations,  the  pressure  per  unit  area  should  be 
made  compatible  with  the  carrying  resistance  of  the  soils,  observed  under  the  most 
unfavorable  conditions." 

Prevention  of  the  Subcrust  Movement  in  Roads.  Sinnott  (67)  states  that  experi- 
ments have  been  initiated  to  determine  the  lateral  and  longitudinal  movement  of 
material  forming  the  subcrust  of  highways.  As  a  preliminary  to  more  precise  in- 
vestigations various  sections  of  grass  verge  adjoining  the  principal  roads  in  Gloucester- 
shire were  opened.  These  indicate  that  lateral  movement,  in  some  instances  to  a 
considerable  extent,  has  been  taking  place,  and  such  movement  seems  to  call  for 
special  consideration.  The  following  examples  will  serve  as  illustrations:  On  main 
road,  Gloucester  to  Bristol,  at  Whitfield,  near  Falfield.  At  this  point  the  grass  verges 
were  opened  on  both  sides  of  the  road,  and  on  the  west  side  there  was  found,  at  a 
depth  of  about  4  in,  a  bed  of  broken  limestone  having  a  width  of  3  ft  from  the  metalled 
surface,  varying  in  thickness  from  7  in  nearest  the  road  to  4  in  at  the  8-ft  distance. 
On  the  east  side  a  somewhat  similar  state  of  affairs  was  found  to  exist,  the  width  in 
this  case  being  2  ft  6  in  from  the  verge.  The  subsoil  was  a  hard,  red  clay.  On  the 
main  road,  Gloucester  to  Bath,  between  Hardwicke  and  Stonehouse.     In  this  case 

'  *1l5ng  and  pitching  were  found  from  3  ft  to  6  ft  from  the  metalled  surface,  and 
8  in  in  thickness.    The  subsoil  consists  of  clay  and  sand. 
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As  one  means  of  preventing  the  action  above  described,  a  rigid  framing  has  been 
recently  designed  and  put  into  use,  the  essential  feature  of  which  is  that  longitudinal  and 
it  use  ineinlwiii  placed  at  a  suitable  depth  below  the  surface  preclude  any  movement  of 
the  subcnist,  and  at  the  same  time  provide  a  means  of  constructing  an  impervious 
sreh  of  tar  concrete  to  carry  the  traffic,  great  additional  strength  being  provided  by 
the  longitudinal  members  for  the  support  of  the  heaviest  road  vehicles.  For  various 
reasons  the  writer  thought  it  best  to  construct  the  frames  in  ferroconcrete,  altho 
taaber  or  other  material  could,  if  preferred,  be  used.  The  longitudinals  were  12  in 
by  3%  in  by  12  ft  long,  and  were  slightly  tapered  from  top  to  bottom.  The  ends  of 
the  loncitudinals  were  securely  housed  at  the  'extremities  of  the  cross-ties.  The 
reinforcement  consisted  of  expanded  metal,  3-in  mesh,  V*  in  by  */w  in,  weighing  11 '/i 
lb  per  sq  yd,  cut  into  strips  9  in  wide.  In  the  case  of  the  cross  ties  this  is  supplemented 
ta  a  minor  degree  with  wrought-iron  round  bars  of  small  section  at  the  ends  of  the  same. 

Pavement  Foundations  for  Heavy  Traffic.  Goodsell  (37)  states  that,  "in  order 
to  present  an  idea  of  the  stresses  which  may  be  produced  by  heavy  vehicle  units  or 
groups  of  units,  the  accompanying  Table  XI,  based  on  observed  weights  and  tire 
widths,  is  presented  for  consideration.  It  is  believed  that  the  weights  represent 
conditions  for  trucks  in  the  Borough  of  Manhattan,  New  York  City* 


Table  XI. 


-Showing  Weights  per  Inch  Run  on  Tires  of 
Four- Wheeled  Trucks 


Power 

Number 

of 

Vehicles 

Avgd. 

Average 

Tire 

Width 

per  Truck 

in  Inches 

Average 
•  Load  in 

Pounds 
per  Inch  of 
Tire  Width 

Maximum 
Pounds 

Minimum 
Pounds 

One  horse 

19 

68 

10 

9 

10.12 
12.92 
15.70 
19.40 

572 
843 

1115 
822 

1182* 

1263 
1333 
1590 
1154 

300 

Two  hone 

429 

Three  horse 

850 

Auto 

643 

Table  XII. — Showing  Weights  of  Some  Heavy  Trucks  and  Loads 


Power 

Load 
Pounds 

Width  op  Tires 
in  Inches 

Pounds 

per 

Inch 

Run 

Weight 
Truck 

Front 

Rear 

Total 

in 
Pounds 

16  000 

20  000 

166  000 

6  000 

35  000 

4 

4 
14 

4 
6 

4 
4 

14 
8 
6 

16 
16 
56 
24 
24 

1000 
1250 
2964 
250 
1458 

6300 

7000 

•Twenty  horse 

24  000 

Auto 

8  000 

Three  horse.  . 

8  800 

•The  20-horse  Reach  truck  is  believed  to  be  the  heaviest  in  New  York  City.  It  is 
known  as  the  whale.  Its  designed  load  of  100  tons  is  evenly  distributed  to  the  four 
solid  east-steel  wheels  with  14-in  faces.  The  heaviest  load  so  far  carried  was  a  steel 
girder  weighing  83  tons,  which  was  used  in  the  Woolworth  building.  With  a  load  of 
100  tons,  the  weight  per  inch  run  of  tire  is  3571  lb. 

"Damage  to  Roads,  Middlesex,  England  (37).  As  to  6  in  of  concrete  being 
insufficient  on  roads,  experience  bore  out  that  opinion.  On  the  Greenlanes,  Wood 
Green,  after  6  months'  motor  traffic,  the  wood  paving  was  found  not  only  to  be  cor- 
rugated but  in  blisters  and  depressions,  and  it  was  necessary  to  reconstruct  the  road. 
When  the  wood  blocks  were  removed  it  was  found  that  the  6-in  concrete  foundation 
ttsderneath  was  so  absolutely  fractured  that  there  was  not  1  sq  yd  of  sound  concrete 
left.  The  whole  of  the  material  was  fractured  and  damaged  to  such  an  extent  that 
it  not  only  had  to  be  excavated  but  relaid  10  in  in  thickness  for  the  wood  blocks,  which 
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already  showed  signs  of  breaking.  Cement  grouting  is  never  used  in  connection 
with  wood  paving  here,  a  bituminous  filler  having  been  found  more  satisfactory. 

"  Experibncb  in  Wimbleton,  England  (87).  The  damaging  effect  of  this  latter  form 
of  traffic,  motor  busses,  so  far  as  we  can  see  at  present,  has  resulted  in  the  destruction 
of  Portland  cement-concrete  6  in  thick,  where  placed  beneath  wood  paving  and  asphalt. 

"Experience  in  the  City  op  Westminster,  England.  The  City  Council  last 
year  approved  an  alteration  in  their  specifications  for  paving  work  to  provide  for 
the  laying  of  8  in  of  concrete  foundation  and  1  in  of  floating,  instead  of  6  in  of  concrete 
and  1  in  of  floating  formerly  specified. 

"Kansas  City,  in  1913,  increased  the  thickness  of  foundation  on  business  streets 
and  traffic  wayB  from  6  to  8  in  of  1:3:6  Portland  cement  and  on  residence  streets 
from  6  to  6  in.  No  foundation  is  laid  less  than  6  in  thick,  and  several  streets  have 
been  repaved  with  a  new  foundation  8  in  thick.  Eight  inches  on  residence  streets 
and  10  or  12  on  business  streets  should  be  required  and  will  probably  be  specified  as 
soon  as  the  public  will  allow  it." 

Integral  Parts  of  a  Roadway.  Earth  roads  and  some  gravel  roads  have 
no  distinct  foundation  since  the  wearing  course  is  not  separable  from  the 
underlying  soil,  but  all  kinds  of  roadways  having  as  wearing  courses  the 
more  highly  improved  types  of  roads  and  pavements  may  be  considered 
as  made  up  of  three  parts:  the  subgrade  or  the  natural  foundation;  a 
superimposed  artificial  foundation;  and  the  wearing  crust  or  pavement. 

11.    Natural  Foundations 

Except  where  the  subgrade  is  of  rock,  the  natural  foundation  consists 
of  one  of  the  many  varieties  of  soil. 

Soil  Classification.  The  solid  rocks  of  the  earth  are  reduced  to  soil 
by  four  principal  agencies:  mechanical,  atmospheric  and  aqueous;  chemical, 
solution  and  precipitation;  igneous,  high  temperature;   and  organic. 

Residual  and  Alluvial  Soils.  Soil  in  place  is  classified  as  residual  or  sedentary. 
Residual  soil  is  found  at  or  near  its  original  rock  source  and  contains  all  of  the  de- 
composed minerals  of  the  parent  rock  and  more  or  less  decayed  vegetable  or  animal 
life.  Soil  which  has  bean  carried  away  from  its  original  source  is  classified  as  alluvial 
or  transported  soil.  The  transporting  agencies  of  nature  cannot  usually  carry  the 
soil  to  a  new  location  without  greatly  altering  its  character.  If  carried  by  water, 
soluble  minerals  are  removed*  minerals  of  different  specific  gravities  are  separated 
by  the  concentration  of  those  of  like  gravities  and  are  so  deposited,  and  in  a  purely 
mechanical  way  the  water  separates  the  finer  particles  from  the  coarse  and  the  lighter 
and  finer  materials  are  carried  further  and  deposited  after  the  heavier  and  coarser 
particles.  Silica  being  the  most  abundant  of  the  rock  forming  minerals,  and  because 
of  its  insolubility  and  chemical  stability,  is  usually  the  principal  mineral  found  in 
soils;  the  more  or  less  complex  salts  of  alumina,  iron,  calcium,  magnesia,  and  other 
more  base  minerals  in  varying  amounts  make  up  the  balance  of  the  organic  soil  material. 

In  a  Physical  Classification  soils  are  divided  into  gravels,  sands,  silts,  and  clays. 
If  their  chemical  composition  is  considered,  the  terms  loam,  peat,  and  marl  would 
help  in  describing  the  classification  of  silts  and  shales. 

Sands  and  Gravels.  The  dividing  line  between  sands  and  gravels  is  made  by 
classifying  as  sand  the  mineral  aggregate  passing  a  10-mesh  sieve  or  )£-in  screen,  and 
classifying  as  gravel  the  rock  fragments  that  are  retained  upon  a  10-mesh  sieve  or 
Ji-in  screen.  The  extensive  gravel  beds  composed  of  rocks  fairly  uniform  in  size 
were  generally  laid  down  as  ocean  beaches  during  a  former  geologic  age.  The  ocean 
is  one  of  the  most  active  agents  for  piling  together  rock  of  a  like  size  on  one  beach  and 
sand  grains  of  a  uniform  size  upon  another  beach.  It  is  the  great  concentrator  of 
clean  gravel  and  clean  sand.  Torrential  streams  deposit  fairly  clean  gravel  and  sand 
bars.  The  glacial  period  in  America  was  a  time  when  nature's  rock  crushers  were 
producing  their  maximum  output  of  crushed  rock,  sand  and  dust.  Where  the  glacial 
deposits  have  been  subjected  to  river  and  stream  action,  the  gravels  and  sands  have 
been  freed  from  the  finer  silts  and  roughly  separated  into  gravel  and  sand  bars  along 
^eam  beds,  making  the.se  deposits  of  greatest  commercial  importance.  Sand 
imposed  of  smaller  rock  fragment  than  gravel  presents  a  very  much  greater 
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exposure  to  weathering  and  the  action  of  water  and  other  solvents,  and,  there- 
Cose,  by  removal  of  its  soluble  minerals  contains  a  much  higher  percentage  of  the 
relink sHy  stable  minerals,  of  which  quartz  or  silica  is  the  most  common.  For  this 
fairly  pure  quarts  sands  are  the  more  common  of  the  sand  deposits.  Physically, 
are  **»■«**»<  as  sharp  or  rounded,  and  as  fine,  medium,  or  coarse.  The  sand 
obtained  at  or  near  the  residual  soil  source  will  contain  a  higher  percentage  of  the 
chemically  unstable  mineral  particles  than  an  alluvial  sand  which  has  been  carried 
by  water  or  other  natural  agencies  and  freed  from  most  of  the  less  stable  mineral 
isMsutuenta.  The  river  deposits  of  either  gravel  or  sand,  or  a  mixture  of  both,  usually 
give  a  fairly  uniformly  graded  material  running  from  the  smaller  rock  or  grains  to  the 
cause.  The  ocean  deposits,  as  has  been  stated,  usually  supply  a  concentration  of 
material,  all  approximately  uniform  in  sise. 

Sft  and  Clay.  Silt  is  very  fine  rock  dust  in  which  the  particles,  when  wet,  behave 
Eke  sand.  It  differs  from  clay,  which  when  wet  has  a  semi-chemical  or  colloidal  action 
with  the  water,  «fH«ii»g  it  to  become  plastic,  or  sticky.  Volcanic  dust,  the  wind  de- 
posited sflts  of  the  desert,  the  silicious  diatomaceous  shales  are  of  the  silty  nature. 
The  days  are  the  silicious  salts  of  alumina,  iron,  calcium  and  other  base  minerals 
that  make  a  weak  chemical,  or  a  colloidal  reaction  with  water.  Clay  which  has  been 
wet  will  shrink  upon  drying.  The  days  formed  from  the  decomposition  of  the  feldspars 
sad  more  silicious  or  add  rocks  show  less  shrinkage  than  those  derived  from  the  more 
bask  rocks.  Thruout  the  western  part  of  the  United  States  the  ferro-magnesian 
lavas  upon  decomposition  have  produced  day  which  has  a  very  great  shrinkage  upon 
drying;   this  is  known  as  adobe. 

Loam  and  Marl.  The  presence  of  clay  and  decomposed  vegetable  matter  in  soil 
would  daas  this  as  loam.  An  excessive  amount  of  decomposed  vegetation  would  give 
the  soil  a  classification  of  peat  Clay  or  shale  beds  carrying  more  than  15%  of  lime 
carbonate  in  the  form  of  shells  or  lime  are  classified  as  marl.  If  the  lime  content 
rt  coeds  25%,  the  bed  would  be  an  argillaceous  limestone. ' 

For  a  further  discussion  of  the  classification  of  soils,  see  Sect.  3,  Arts. 
7,  8  and  9. 

Preliminary  Investigations  of  Natural  Foundations.  The  soil  founda- 
tion of  a  highway  should  be  examined  to  determine  what  treatment  will 
be  necessary  to  make  it  suitable  as  a  foundation  for  the  pavement  it  is 
to  support.  Test  pits  will  determine  if  there  are  new  underlying  soil  con- 
ditions requiring  special  treatment.  The  behavior  of  the  soil  when  wet  as 
well  as  when  dry  should  be  considered  and  where  the  soil  is  one  that  changes 
materially  in  volume  after  each  wet  and  dry  season,  it  should  receive  special 
attention.  If  the  roadway  is  to  be  paved  with  a  rigid  pavement  then  a 
layer  of  coarse  mineral  aggregate  should  be  worked  and  rolled  into  the 
snbgrade  before  the  pavement  is  laid.  Gravel,  crushed  rock,  shells,  slag 
or  coarse  sand  can  be  used  for  this  purpose.  The  physical  examination  of 
a  soil  is  generally  sufficient  for  a  highway  engineer  working  in  country  with 
which  he  is  familiar.  A  rough  sieve  test  to  determine  the  percentage  of 
gravel  and  of  30,  100  and  200-mesb  material  is  usually  sufficient  to  roughly 
classify  the  soil.  When  time  w$l  permit  of  a  comparison  of  the  soil  in 
wet  and  in  dry  seasons,  the  field  will  as  a  rule  furnish  more  useful  informa- 
tion than  the  laboratory. 

Safe  Loads  for  Natural  Foundations.  The  following  table  giving  safe 
bads  per  square  foot  Has  been  prepared  by  Professor  William  H.  Burr, 
for  structural  work  to  be  erected  on  soil  foundations: 

Lb  per  Sq  Ft 

Weu-dramed  day,  practically  dry 8  000  to  12  000 

Clay,  moderately  dry 4  000  to    8  000 

Soft,  moist  clay 2  000  to    4  000 

Coarse  sand  or  gravel  in  undisturbed  and  well-bonded 

strata 12  000  to  18  000 

Thoroly  compacted  and  bonded  ordinary  sand,  well 

held  in  place 4  000  to    8  000 
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Much  can  be  determined  in  the  field  by  watching  the  behavior  of  the  sub- 
grade  under  the  action  of  a  roller  of  known  weight  or  of  loaded  wagons 
hauled  over  the  prepared  subgrade. 

12.    Gravel  Foundations  • 

Bennett  (16)  states  that  this  type  of  foundation  "is  to  be  used  where  small  stone 
or  gravel  is  available  for  base  fill  and  the  soil  is  of  a  more  or  less  doubtful  character, 
and  where  a  watertight  and  heavy  surface  is  to  be  placed  on  the  road,  such  as  concrete 
or  a  heavy  bituminous  macadam.  Again  this  stone  or  gravel  fill  should  be  supplied 
with  frequent  outlets  to  water-courses." 

Construction  of  Gravel  Foundations  by  Johnston  <44).  "  It  is  true  that  if  you 
can  obtain  the  right  kind  of  gravel  it  makes  an  excellent  foundation,  but  to  give  the 
best  results  it  should  be  absolutely  free  from  clay,  loam  or  silt,  and  rather  sandy. 
For  instance,  on  such  a  base  have  been  built  macadam  roads  with  only  3  in  of  broken 
stone.  There  were  a  few  soft  spots  in  the  spring  where  pockets  of  loamy  gravel  were 
found,  but  these  were  taken  out  when  they  developed,  and  one  such  road,  which  carried 
a  considerable  traffic  on  the  edge  of  a  flourishing  village,  was  kept  in  excellent  condi- 
tion at  low  cost  for  maintenance  for'  12  years  before  it  was  resurfaced.  In  another 
place  a  section  of  road  was  built  over  a  very  soft  bottom,  practically  quicksand,  by 
first  placing  a  bed  of  gravel  18  in  deep,  and  over  that  6  in  of  macadam.  This  road 
has  been  built  16  years  and  has  given  no  trouble.  On  the  other  hand,  many  miles  of 
road,  built  on  gravel  bases  6,  12  and  in  some  cases  18  in  deep,  have  softened  up  and 
rutted  badly  in  the  spring  when  the  frost  is  coming  out." 

The  N.  Y.  State  Highway  Comm.  Specifications  for  Gravel,  Broken 
Slag  and  Broken  Stone  Foundations  are  as  follows: 

"  Work.  Under  these  items  the  Contractor  shall  furnish  and  place  stone,  slag 
or  gravel,  conforming  to  the  general  requirements  for  same,  either  upon  the  properly 
prepared  subgrade  or  upon  the  foundation  course.  This  stone,  slag  or  gravel  shall  be 
of  sizes  specified  below. 

"  Material.  After  the  subgrade  or  foundation  course  shaH  have  been  properly 
prepared  and  proper  drainage  provided,  a  course  of  broken  stone,  broken  slag  or  gravel 
of  graded  uniform  mixture  of  No.  8  and  No.  4  (see  note  on  sizes  at  end  of  specifications) 
shall  be  spread  evenly  so  that  it  will  have  after  rolling  the  required  thickness.  One 
inch  of  No.  2  stone,  slag  or  gravel  may  be  used  in  the  bottom  course  if  placed  on  the 
foundation  and  will  be  considered  a  part  of  the  course.  In  cases  where  the  finished 
thickness  of  the  bottom  course  is  to  be  more  than  5  in,  the  broken  stone,  broken  slag 
or  gravel  for  it  shall  be  spread,  rolled  and  filled  in  two  separate  layers  neither  of  which 
shall  be  of  a  greater  depth  than  6  in  measured  loose. 

"  Gauging  Block.  The  depth  of  loose  stone,  slag  or  gravel  in  all  cases,  whether  in 
foundation  bottom  or  top  courses,  shall  be  gauged  by  tire  use  of  cubical  blocks  of 
suitable  size. 

"  Dumping  on  Roadway.  The  spreading  of  any  layer  or  course  of  broken  stone, 
broken  slag,  gravel  or  filler,  whether  in  foundation  bottom  or  top  courses,  shall  be 
done  from  suitable  spreader  wagons  or  from  piles  dumped  along  the  road  as  directed 
by  the  Engineer.  No  segregation  of  large  or  fine  particles  will  be  allowed,  but  the 
stone,  slag  or  gravel  as  spread  shall  be  well  graded  with  no  pockets  of  fine  material. 

44  Rolling  and  Filling.  After  the  bottom  course  of  stone,  slag  or  gravel  has  been 
laid  loose  it  shall  be  thoroly  rolled  with  an  approved  roller  weighing  not  less  than  10 
tons.  This  rolling  must  begin  at  the  sides  and  continue  toward  the  center  and  shall 
continue  until  there  is  no  movement  of  the  stone  or  slag  ahead  of  the  roller.  After 
the  stone  or  slag  is  thoroly  compacted  No.  1  stone,  Blag  or  gravel,  and  screenings  or 
sand,  or  a  mixture  of  these,  shall  be  uniformly  spread  upon  the  surface  and  swept  in 
with  rattan  or  steel  brooms  and  rolled  dry.  After  the  completion  of  the  rolling;  no 
teaming  other  than  that  necessary  for  bringing  material  for  the  next  course  shall  be 
allowed  over  the  rolled  material.  It  is  the  intention  to  bind  this  course  with  the 
small  stone  or  slag  but  no  surplus  of  filler  will  be  allowed  on  this  course.  This  course 
should  not  be  laid  in  excess  of  600  lin  ft  without  being  rolled  and  thoroly  filled  so  as 
to  render  it  waterproof  and  thereby  prevent  the  softening  up  of  the  subgrade. 

"  In  Case  of  Two  Courses.    When  two  courses  of  bottom  stone  or  slag  are  laid 

:h  course  shall  be  treated  by  rolling  and  adding  fine  material  as  described  above. 
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M  Replacing  If  the  subgrade  material  shall  become  churned  up  into  or  mixed  with 
the  bottom  or  sub-bottom  courses  thru  the  Contractor's  hauling  over  it  or  working 
oa  it  when  the  subgrade  is  in  a  wet  condition,  the  Contractor  shall  at  his  own  expense 
remove  such  mixture  of  subgrade  material  and  broken  stone,  broken  slag  or  gravel 
sod  replace  it  with  dean  broken  stone,  broken  slag  or  gravel  of  the  proper  size,  and 
shall  sell  or  otherwise  compact  the  material  so  as  to  produce  a  uniform,  firm  and  even 
bottom  course.  If  the  above  condition  occurs  thru  no  fault  of  the  Contractor,  the 
Contractor  shall  be  paid  both  for  excavating  and  replacing  under  the  items  excavation 
■ad  bottom  course  respectively. 

"  Piles  of  Filler.  All  filler  for  top  and  bottom  courses  shall  be  delivered  and  piled 
alongside  the  road  before  the  course  in  which  it  is  to  be  used  is  placed. 

**  Hole:  The  Sixes  of  All  Stone,  Slag,  Gravel,  etc,  used  under  these  specifications 
stall  be  determined  by  its  passing  over  the  minimum  and  thru  the  maximum  apertures 
for  the  various  sixes  tabulated  as  follows: 

Sizbov  Apbbtukb 
Retained  on  Passing 

J^-in  square, 

or  H-ia  circular Screenings 

££-in  square, 

or  H-in  circular  H-in  circular No.  1 

}£-in  circular  1^-in  circular No.  2 

lH-in  circular  7,%-iu  circular No.  3 

2££-in  circular  8%-in  circular No.  4 

Inasmuch  as  the  screened  product  will  also  vary  because  of  the  angle,  speed  and 
dfcmrter  of  the  screen,  the  capacity  of  the  elevator  and  the  quality  of  the  material  being 
crashed,  all  these  factors  must  be  so  adjusted  that  the  resulting  screened  product  shall 
he  so  sized  that  not  more  than  16%,  by  laboratory  test,  shall  pass  the  smaller  opening 


»» 


13.    Broken  Slag  Foundations 

Blest  furnace  slag  as  a  foundation  is  discussed  by  Brown  (28)  as  follows: 
"A  smooth  surface  has  been  obtained  by  a  careful  selection  and  placing  of  the  slag  ii 
the  foundation  courses.  Ordinary  bank  slag  was  used  with  a  top  coat  of  screenings, 
sad  then  rolled  by  a  10-ton  tandem  roller  to  a  compacted  thickness  averaging  7  in. 
As  the  slag  was  brought  on  the  street,  laborers  with  sledges  broke  all  large  pieces, 
while  other  laborers  placed  the  slag  in  a  layer  of  proper  thickness,  being  careful  to 
place  all  large  pieces  in  the  bottom  and  the  smaller  ones  on  top.  On  this  was  placed 
s  generous  layer  of  screenings.  The  whole  was  then  thoroly  rolled  until  no  visibl*  , 
voids  remained.  The  slag,  because  of  its  keen  edges,  takes  more  rolling  to  compact 
it  than  is  required  for  broken  stone  or  gravel.  Owing  to  the  labor  required  in  placing 
sad  breaking,  and  the  cost  of  the  screenings,  this  one  street  cost  almost  as  much  as 
t  broken  stone  or  gravel  foundation  would  have  cost.  However,  it  is  firmly  believed 
that  the  use  of  granulated  slag  as  the  foundation  material  is  the  solution  of  a  cheap 
■ad  durable  paved  street,  especially  in  a  locality  within  reach  of  the  low  freight  rates 
of  the  steel  mills.  At  the  present  time  the  Contractor  can  obtain  granulated  slag 
far  a  very  small  cost,  plus  the  freight,  and  m  some  cases  the  freight  is  the  only  cost. 
Granulated  slag  has  been  used  for  the  foundation  of  paved  streets,  and  it  has  been 
found  that  thoro  rolling  under  a  heavy  roller  will  make  a  dense  foundation,  especially  If 
eater  is  used.  Such  foundations  in  use  for  4  or  5  years  are  so  well  cemented  that  it  is 
smVult  to  break  thru  them  in  repairing  water  and  gas  mains." 

See  Art.  12  for  N.  Y.  State  Highway  Comm.  specifications. 


14.    Broken  Stone  Foundations 

The  lower  course  of  a  broken  stone  road  is  the  foundation  course  (see 
Sect.  11).  The  thickness  should  vary  with  the  stability  of  the  subgrade 
and  the  intensity  of  the  traffic.  When  Telford  is  used  as  a  foundation, 
the  lower  course  of  broken  stone  need  rarely  be  greater  than  4  in,  but  when 
the  lower  course  of  broken  stone  rests  directly  upon  the  subgrade  it  is 
often  advisable  to  lay  it  to  a  depth  of  6  in,  after  rolling. 
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Broken  Stone  vs  Cement-Concrete  Foundations  as  presented  by  Warren  (62e). 
"If  the  sub-soil  is  of  the  nature  of  clay  and  the  climate  is  such  that  the  sub-soil  is 
liable  to  become  wet  before  the  waterproof  pavement  surface  is  laid,  then  it  is  unsafe 
to  specify  broken  stone  base  because  in  such  wet,  yielding  condition  the  sub-soil  does 
not  provide  a  subgrade  over  which  either  the  crushed  stone  or  the  bituminous  surface 
can  be  properly  compressed.  If,  on  the  other  hand,  the  sub-soil  is  of  a  gravelly  nature 
or  if  in  a  climate  where  it  seldom  or  never  rains  during  the  working  season,  no  more 
serviceable  nop  equally  low  cost  foundation  can  be  produced  for  a  stable  bituminous 
wearing  surface  than  a  thoroly  rolled  crushed  stone  base.  This  has  been  abundantly 
proven  in  many  cases,  of  which  two  will  be  cited.  In  El  Paso,  Texas,  the  sub-soil  is 
generally  caliche,  a  sort  of  clay  bonded  gravel,  but  sometimes  gravel  without  the 
clay  and  vice  versa.  Here  during  the,  past  10  years,  there  has  been  laid  a  total  of 
586  000  sq  yd  of  Bitulithic  pavement  on  46  streets  and  all  of  it  was  laid  on  a  rolled 
broken  stone  base.  In  Portland,  Oregon,  the  soil  is  generally  day  or  loamy  clay, 
but  in  some  cases  it  is  gravel.  Here  Bitulithic  pavements  have  been  laid  during  the 
past  12  years  on  260  streets  to  the  extent  of  2  278  500  sq  yd.  In  both  cities  many  of 
these  pavements  are  on  heavy  traffic  business  streets. 

"It  is  a  well-established  fact  that  with  a  dense,  stable,  waterproof  pavement  surface, 
rolled  crushed  stone  base  practically  overcomes  the  cracking  incident  to  Portland 
cement-concrete  base.  It  is  also  self-evident  that  crushed  stone  foundation  has  the 
important  economic  advantage  that  in  the  case  of  broken  stone  base  the  bituminous 
wearing  surface  under  pressure  of  the  roller  fills  the  chinks  in  the  surface  of  the  founda- 
tion and  forms  an  important  union  between  the  foundation  and  the  surface  which 
is  impracticable  in  the  long  run  with  either  Portland  cement-concrete  or  silicate  of 
soda  concrete  foundations." 

Portland,  Oregon,  Specifications  for  Broken  Stone  Foundations  are  as  follows: 
"On  the  rolled  subgrade,  stone,  conforming  to  standard  specifications  for  Broken 
Stone  No.  2,  varying  in  size  uniformly  from  1  #  to  3  in  in  diameter,  free  from  all  perish- 
able mateHfrl  shall  be  uniformly  spread  over  the  entire  roadway  to  such  a  depth  that, 
when  compressed  with  a  road  roller  allowing  a  compression  of  not  less  than  200  lb  per  in 
width  of  tire,  the  thickness  shall  be  not  less  than  4  in.  After  completion  of  the  rolling, 
a  coating  of  asphaltic  cement  of  the  quality  above  specified,  shall  be  evenly  spread 
over  the  entire  stone  foundation  to  the  extent  of  from  M  to  1  gal  per  sq  yd  of  surface, 
to  allow  of  a  firm  bond  between  the  stone  foundation  and  the  binder  course  below 
specified.  The  laying  of  broken  stone  foundation  more  than  24  hr  in  advance  of 
the  binder  course  shall  not  be  permitted  unless  upon  the  express  authority  of  the 
Commissioner  of  Public  Works." 

For  N.  Y.  State  Highway  Comm.  Specifications,  see  Art.  12. 

15.    Rough  Stone  Foundations 

In  Connecticut,  according  to  Bennett  (16),  rough  stone  base  consistsfof 
a  depth  of  from  12  to  18  in  of  rough  stone  laid  on  the  subgrade  of  the  road 
with  frequent  outlets  to  water  courses  and  without  great  regard  to  the 
uniformity  of  the  sises  of  the.  stone  themselves  or  the  character  of  the 
material  making  up  the  stone.  This  method  should  be  used  in  the  build- 
ing of  roads  thru  clayey  material,  which  is  liable  to  become  saturated  and 
flow,  and  should  be  extended  beyond  the  edge  of  the  road  surface  proper. 

Rhode  Island  Specifications  for  Rough  Stone  Foundations  are  as  follows:  "The 
stone  to  be  used  may  be  either  wall  stone  or  cobble  and  no  stone  shall  be  larger  than 
8  in  in  its  longest  dimension,  nor  shall  it  be  small  enough  to  pass  thru  a  2-in  ring. 
The  largest  stones  shall  be  placed  in  the  bottom  and  no  point  of  a  stone  larger  than 
will  pass  thru  a  4-in  ring  shall  be  allowed  to  be  within  2  in  of  the  top  surface  of  the 
stone  in  the  trench.  The  stone  shall  be  free  from  foreign  matter  and  no  earth  shall 
be  allowed  to  fall  into  the  tiench  after  the  trench  is  excavated.  The  stone  in  the 
trench  shall  be  rolled  until  firm  and  solid  with  a  self-propelled  roller  and  any  depres- 
sions shall  be  filled  by  adding  more  stone." 

16.    Telford  Foundations 
The  function  of  the  Telford  foundation  is  much  the  same  as  that  of  the 
"  '**ain  but  it  is  a  more  costly  type.     It  is  usually  thinner  but  the  stones 
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are  hand  placed  and  more  carefully  chosen.  Usually,  of  late  years,  the 
stones  are  placed  upon  a  crowned  subgrade  which  is  contraiy  to  the  theory 
of  Telford,  who  invariably  specified  a  flat  subgrade.  Telford  is  usually 
laid  upon  unstable  ground  as  a  foundation  for  broken  stone  roads,  but  it 
is  equally  well  suited  for  other  kinds  of  paving.  The  stones  used  vary 
from  3  to  8  in  in  width,  6  to  15  in  in  length,  and  from  6  to  8  in  in  depth. 
Sometimee  a  bedding  layer  of  sand  or  fine  gravel  2  in  or  less  in  depth  is 
specified  but  more  often  the  stones  are  laid  directly  upon  the  compacted 
subgrade.  The  stones  are  placed  carefully  with  the  widest  edge  down 
and  the  greatest  length  at  right  angles  to  the  road  axis.  The  points  pro- 
jecting above  the  grade  of  the  proposed  road  crust  are  knocked  off  with  a 
hammer,  and  after  filling  the  spaces  between  the  stones  with  spalls,  the 
surface  is  rolled  with  a  heavy  roller. 

Hew  Jersey  Specifications  for  Telford.  Many  of  the  state  roads  in  New  Jersey 
■me  been  built  with  Telford  foundations  under  the  following  specifications.  "After 
the  road-bed  has  been  formed  and  rolled,  as  above  specified,  and  has  passed  the  in- 
spection of  the  engineer  and  supervisor,  a  bottom  course  of  stone,  of  an  average  depth 

of inches,  is  to  be  set  by  hand  as  a  dose,  firm  pavement,  the  stones  to  be  placed 

on  their  broadest  edges  lengthwise  across  the  road  in  such  manner  as  to  break  joints 
as  much  as  possible,  the  breadth  of  the  upper  edge  not  to  exceed  4  in.  The  interstices 
are  then  to  be  filled  with  stone  chips,  firmly  wedged  by  hand  with  a  hammer,  and 
projecting  points  broken  off.  No  stone  of  greater  length  than  10  in  or  width  of  4  in 
4all  be  used,  except  each  alternate  stone  on  outer  edge,  which  shall  be  double  the 
length  of  the  others  and  well  tied  into  the  bed  of  the  road.  All  stones  with  a  flat, 
sssooth  surface  must  be  broken.  The  whole  surface  of  this  pavement  must  be  subjected 
to  a  thoro  settling  or  ramming  with  heavy  sledge  hammers,  and  thoroly  rolled  with 

a ton roller.    No  stone  larger  than  2>£  in  shall  be  left  loose  on  top  of 

Telford.** 

17.    V-Drain  Foundations 

This  type,  like  most  of  the  other  forms  of  foundation  in  which  stones 
of  relatively  large  dimensions  are  used,  serves  a  double  purpose.  It  acts 
as  a  drain  for  subsurface  water  as  well  as  a  foundation  for  the  road  crust 
or  pavement.     See  Art.  2. 

Mass.  Highway  Comm-'s  Experience  with  V-Drain  Foundations.  According  to 
Johnston  (44)  this  type  "gave  satisfaction  in  the  earlier  days,  as  the  traffic  did 
sot  spread  over  more  than  10  ft  except  when  passing  another  vehicle.  While  this 
practice  was  satisfactory  under  the  old  conditions,  it  has  now  been  discontinued  be- 
cause it  is  found  that,  as  the  high-speed  motor  requires  more  room  in  passing,  the  whole 
vidth  of  the  road  is  used.  In  fact,  on  main  roads  the  width  of  the  hardened  surface 
ass  been  increased  from  16  to  18  ft.  One  objection  to  the  V-drain  is  the. fact  that, 
•wing  to  the  extra  depth  of  stone  in  the  center  of  the  road,  the  frost  action  is  not  as 
great  at  that  point  as  at  the  edges  where  the  stone  is  lighter,  and  a  considerable  dis- 
tortion is  occasioned  in  the  road  surface.  When  the  frost  enters  the  ground  the  lighter 
■lies  are  raised  more  than  the  center  with  a  resulting  concave  surface;  later,  when 
the  frost  is  coming  out,  the  sides  thaw  out  more  quickly,  and  there  is  an  exaggerated 
camber.  These  extremes  do  little  or  no  damage  to  a  surface  of  gravel  macadam, 
or  a  soft  bituminous  matrix,  but  the  more  rigid  forms  of  surfacing  would  be  disinte- 
grated. Because  of  these  inherent  defects  in  the  V-drain,  for  several  years  the  Mass. 
Highway  Comm.  has  been  building  stone  foundation  with  a  flat  subgrade.' 


i» 


18.    Bituminous  Concrete  Foundations 

Kirschbaum  (45a)  states  that  "  the  use  of  a  bituminous  concrete  foun- 
dation for  a  bituminous  surface  is  not  new;  in  fact,  at  one  time  it  was  very 
widely  employed.  Sections  laid  between  1880  and  1895  are  still  in  ex- 
istence in  Washington,  D.  C,  Chicago,  Omaha,  Pittsburgh,  Buffalo  and 
Denver,  and  are  giving  satisfaction. 


474  Grading,  Drainage  and  Foundations  Sect.  8 

Bituminous  Concrete  vg  Cement-Concrete  Foundations.  "  The  earth  or  subgrade  n 
the  ultimate  support  of  a  pavement.  Since  foundations  are  merely  means  for  dis- 
tributing the  load,  Portland  cement-concrete  has,  in  this  respect,  the  advantage  over 
bituminous  concrete.  On  account  of  its  rigidity  or  structural  strength,  the  former  will 
distribute  the  load  to  the  earth  with  less  regard  to  minor  unevenness  of  density  of 
the  subgrade.  Furthermore,  concrete  usually  bridges  over  minor  depressions  and 
maintains  a  surface,  the  portion  having  solid  contact  with  the  subgrade  acting  as  an 
abutment  for  the  unsupported  area.  Should  it  go  down,  it  will  seek  its  bearing  in 
large  slabs  or  sections  maintaining  a  fairly  even  contour. 

"Bituminous  concrete,  on  the  other  hand,  yields  under  steady  load  and  seeks,  in  a 
much  more  sensitive  manner,  to  complete  }ts  contact  with  the  subgrade.  An  unevenly 
compacted  subgrade  would  eventually  show  in  the  wearing  surface.  The  use  of  a 
bituminous  concrete  foundation  must,  therefore,  be  attended  by  careful  preparation 
of  the  subgrade.  Uniform  compactness  must  be  secured  and  in  all  cases  there  must 
be  provision  for  thoro  drainage.  In  fact,  where  the  subsoil  is  not  of  such  character 
as  to  maintain  itself  firmly,  it  is  desirable  to  specify  a  course  of  broken  rock,  cinders 
or  a  thin  course  of  Portland  cement-concrete  under  the  bituminous  foundation  proper. 

"The  relative  rigidity  of  Portland  cement-concrete  gives  it  a  low  shock-absorbing 
ability,  and  pavements  not  only  must  support  dead-load,  but  must  resist  the  smashing 
and  impact  of  traffic.  When  Portland  cement-concrete  is  used  as  a  foundation  for 
bituminous  top,  this  rigidity  causes  it  to  act  as  an  anvil,  necessitating  the  absorption 
of  shocks  largely  by  the  wearing  surface,  concentrating  the  full  effect  of  — -a^Hng 
blows  on  this  comparatively  thin  layer.  A  bituminous  concrete  foundation,  on  the 
other  hand,  being  integral  with  and  of  the  same  plastic  character  as  the  wearing  surface, 
having  great  shock-absorbing  capacity,  in  short  will  relieve  the  wearing  surface  of 
much  of  this  sort  of  strain. 

"Besides  the  fact  that  there  are  certain  practical  considerations  of  construction 
which  favor  the  use  of  a  bituminous  concrete  foundation  whenever  conditions  permit, 
so  far  as  cost  is  concerned  a  bituminous  concrete  foundation  is  more  economical  under 
present  price  levels.  The  5-in  bituminous  base  requires  from  22  to  25  lb  of  asphaltic 
cement  per  sq  yd,  which  would  cost  about  20  to  26  cents.  A  square  yard  of  1  :  3  :  6 
Portland  cement-concrete  of  the  same  thickness  requires  about  58  lb  of  cement.  To 
be  on  an  even  footing  as  to  the  cost  of  the  cementing  material,  Portland  cement  must 
be  purchased  at  a  price  not  exceeding  $1.80  per  bbl."    See  also  (45b). 

Portland,  Oregon,  Specifications  for  Bituminous  Gravel  Concrete  Founda- 
tion are  as  follows: 

"  Materials.  On  the  rolled  subgrade  shall  be  laid  a  bituminous  base  consisting 
of  gravel,  of  which  all  particles  retained  on  a  H  or  1-in  screen  shall  be  crushed,  sand 
and  bituminous  cement,  conforming  to  the  following  percentages  by  weight: 

Aggregate  passing  2-in  screen  and  retained  on  1-in  screen,  6  to  10%; 

Aggregate  passing  1-in  screen  and  retained  on  H-in  screen,  23  to  30%; 

Aggregate  passing  )4  in  screen  and  retained  on  10-mesh  sieve,  27  to  89%; 

Aggregate  passing  10-mesh  sieve  and  retained  on  200-mesh  sieve,  18  to  30%; 

Aggregate  passing  200-mesh  sieve,  8  to  5%. 

Bituminous  cement,  4  to  6%. 

'*  Mixing.  After  the  gravel  and  sand  shall  have  been  heated  in  a  rotary  mechanical 
dryer  to  a  temperature  of  between  121°  and  149°  C  (250°  and  800°  F)  it  shall  be 
elevated  and  passed  thru  a  rotary  screen  having  four  or  more  sections  with  varying- 
sized  openings,  the  maximum  of  which  shall  be  2  in  and  the  minimum  0.1  in  diameter. 
The  several  sizes  of  gravel  and  sand  thus  separated  by  the  screen  sections  shall  pass 
into  a  bin  containing  four  or  more  sections  or  compartments.  From  this  bin  the 
gravel  and  sand  shall  be  drawn  and  weighed  in  the  above  proportions  and  passed 
into  a  twin  pug  or  other  approved  form  of  mixer.  In  this  mixer  shall  be  added  sufficient 
bituminous  cement,  heated  to  a  temperature  of  between  121°  and  149°  C  (250°  and 
300°  F),  to  thoroly  coat  all  particles  of  gravel  and  sand,  but  in  no  case  less  than  4% 
nor  more  than  6%  of  the  total  mixture. 

Laying.  This  mixture  shall  be  hauled  to  the  street  and  then  spread  on  the  prepared 
subgrade  to  such  a  depth  that  after  thoro  compression  with  a  road  roller  allowing  a 
compression  of  not  less  than  200  lb  per  in  width  of  tire,  it  shall  have  a  thickness  of  8  in. 
Such  portions  as  are  inaccessible  to  the  roller  shall  be  tamped  with  hot  tampers. 
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None  of  the  above  base  shall  be  laid  in  rainy  weather  nor  if  the  foundation  be  not 
thoroly  dry." 

19.     Cement-Concrete  Foundations 

For  all  high-grade  pavements  and  particularly  in  city  streets  the  cement- 
concrete  foundation  is  undoubtedly  the  best  type.     It  is  rigid  and  does 
not  shift  under  the  traffic  and  it  has  a  distinct  advantage  in  its  property 
of  bridging  over  soft  places  in  the  subgrade.     While  sub-drainage  should 
never  be  neglected,  even  when  a  concrete  foundation  is  to  be  installed,  it 
is  a  fact  that  because  of  its  relative  imperviability  defects  in  the  sub-drainage 
are  often  minimized.     Concrete  foundations  vary  in  thickness  from  4  to 
8  in  under  ordinary  conditions  with  6  in  the  average  and  usual  thickness 
in  city  streets.     The  factors  which  control  the  thickness  of  the  concrete 
are  the  subgrade  conditions  and  the  intensity  of  the  traffic  which  the  road- 
way must  carry.     In  ordinary  street  work  a  relatively  weak  concrete  is 
laid,  often  as  lean  as  1  part  cement  to  9  parts  of  aggregates.     It  is  obvious 
that  a  richer  mixture,  say  1  part  cement  to  6  parts  of  aggregates,  would 
be  equally  effective  as  a  foundation  if  laid  to  a  lesser  thickness  than  the 
lean  mixture.     The  upper  surface  of  the  concrete  should  be  parallel  to 
the  finished  surface  of  the  pavement  and  smooth  and  uniform.     See  Sects. 
21  and  26. 

Reinforced  Cement-Concrete  Foundations.  Experimental  investigations  by  Tucker 
(SI).  "The  average  center  concentrated  load  borne  by  6-in  plain  slabs  at  12  days 
vu  1200  lb;  by  6-in  plain  slabs  at  11  days,  1125  lb;  by  the  4-in  plain  slabs  at  10 
days,  630  lb.  A  2-in  slab,  reinforced  with  wire  fencing  in  the  middle,  averaged  460 
B»  at  10  days  or  four-fifths  as  much  as  the  4-in  plain  slab.  Three-inch  slabs,  reinforced 
sear  the  bottom,  gave  1180  lb  in  10  days,  or  the  same  as  the  6-in  and  nearly  as  much 
as  the  6-in  slabs.  Four-inch  slabs,  also  reinforced  near  the  bottom  gave  1650  lb  in 
10  days.  One  4-in  slab  with  three  wires,  at  an  age  of  27  months,  gave  the  remarkable 
test  of  3000  lb.  The  reinforcement  used  in  every  case  was  ordinary  commercial, 
rectangular-mean  nog-fencing  'of  galvanised  wire,  costing  from  3  to  5  cents  per  sq 
yd  in  place  in  the  street  foundation.  The  slabs  tested  had  either  three  of  four  longi- 
tudinal wires,  just  as  it  happened  to  come  from  the  top  or  bottom  of  the  fencing. 
The  meshes  ranged  between  6  by  6  Vi  and  8  l/i  by  6  i/j  in.  The  top  of  the  fencing  had 
•ires  of  Vtf  in  diameter,  while  the  balance  were  9/u  in  in  diameter,  and  the  transverse 
knotted  stay  wires  were  7/64  in.  The  [concrete  was  of  the  most  ordinary  sort,  made 
h  a  hand  mixer  in  proportions  of  1  :  4  :  6,  with  3/4-in  limestone  and  a  coarse  and  a 
fine  grade  of  sand  in  equal  parts. 

"The  outstanding  fact  plainly  shown  is  that  even  with  this  simple  and  inexpensive 
reinforcement  the  3-in  slab  is  easily  as  good  as  the  6-in  slab  of  plain  concrete,  while 
the  4-in  was  about  a  quarter  better.    The  real  significance,  economically,  of  these 
terta  appears  when  we  conaider*the  cash  value  of  the  facts  learned.     Wherever  there 
a  need  for  a  6-in  base,  one  8  in  thick  with  5  cents'  worth  of  reinforcement  will  do  equally 
at  welL     The  cash  saving  is  notable  since  the  concrete  will  cost  from  15  to  20  cents 
per  sq  yd  per  in  of  thickness.    Hence  this  simple  use  of  hog-fencing  means  from  40 
to  55  cents  per  sq  yd  of  pavement  actually  saved,  or  25%  saving  on  a  pavement  cost- 
lag  from  $1.60  to  $2.    This  would  mean  a  saving  of  $1000  upon  about  2000  sq  yd  of 
pavement,  and  a  small  job  of  paving  usually  costs  several  times  this  amount." 
Cement-Concrete  vs  Broken  Stone  Foundations.    See  Art.  14. 
Cement-Concrete  vs  Bituminous  Concrete  Foundations.    See  Art.  18. 
Penn.  State  Highway  Dept.  Specifications  for  Cement-Concrete  Founda- 
tions are  as  follows: 

"Description.  Upon  the  prepared  subgrade  there  shall  be  laid  a  concrete  base 
coorae,  or  foundation,  of  the  depth  shown  on  the  plans  and  in  the  proposal.  This  work 
effl  be  paid  for  at  the  contract  price  per  cubic  yard  for  Cement  Concrete  Base  Course 
complete  in  place,  which  price  will  include  all  labor,  materials,  forms  and  work  in- 
cidental thereto. 
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"  Cement-Concrete  Bue  Course  and  Curb  Combined.  Where  shown  on  the  plans 
concrete  curbing  shall  be  constructed  in  conjunction  with  the  concrete  base.  It  shall 
extend  6  in  beyond  the  edges  of  the  wearing  surface  and  up  to  its  finished  grade  and 
shall  be  composed,  with  the  exception  of  the  top  surface,  of  the  same  mixture  of  con- 
crete as  is  used  in  the  base.  The  top  surface,  for  a  depth  of  2  in,  shall  be  composed  of 
a  1  :  2  :  3  mixture.  The  curb  shall  be  spaded  on  the  outer  surface  and  finished  smoothly 
on  the  top  surface  with  a  wooden  float.  The  curb  shall  be  cut  thru  to  the  subgrade 
at  intervals  of  each  20  lin  ft.  Forms  as  specified  shall  be  used  on  the  sides  of  all  curbing 
during  construction.  This  curbing  will  be  paid  for  at  the  contract  price  per  cubic 
yard  for  Cement  Concrete  Base  Course  complete  in  place. 

"  Composition.  The  concrete  foundation  shall  be  composed  of  a  mixture  of  1  part 
Portland  cement,  3  parts  Band  or  grit  and  6  parts  crushed  stone,  gravel  or  crushed 
slag.     These  proportions  shall  be  determined  by  volumetric  measurements. 

"All  Water  used  under  these  specifications  shall  be  clean,  free  from  oil,  add,  alkali 
or  vegetable  matter.  Water  shall  be  used  in  such  quantities  as  will  give  the  con- 
sistency called  for. 

"  Sand  shall  be  clean  and  hard  grained,  and  shall  contain  not  more  than  5%  of  loam 
or  other  foreign  substances.  When  dry  it  shall  pass  a  )£-in  screen  and  shall  be  graded 
from  coarse  to  fine,  with  the  coarse  particles  predominating.  An  exceedingly  fine 
sand  will  not  be  accepted.  No  bank  run  sand  shall  be  used  under  any  of  these  specifics- 
tions,  except  upon  the  approval  of  the  Engineer.  Mortar  composed  of  1  part  Portland 
cement  and  3  parts  this  sand,  by  weight,  when  made  into  briquettes,  shall  show  a  ten- 
sile strength,  at  7  days  and  28  days,  of  not  less  than  70%  of  that  obtained  from 
briquettes  composed  of  1  part  cement  and  3  parts  Standard  Ottawa  sand,  by  weight. 
The  percentage  of  water  used  in  making  the  briquettes  of  cement  and  sand  shall  be' 
such  as  to  produce  a  mortar  of  the  same  consistency  as  that  of  the  Ottawa  sand  bri- 
quettes of  standard  consistency.  In  other  respects  all  briquettes  shall  be  made  in 
accordance  with  the  report  of  the  Com.  on  '  Uniform  Tests  of  Cement,'  Am.  Soc  C.  E. 

"  Stone  Grit  shall  consist  of  quarts  grains,  or  other  equally  hard  material  from  hard, 
tough,  durable  crushed  rock,  having  a  French  coefficient  of  wear  of  not  less  than 
16,  graded  from  coarse  to  fine,  with  the  coarse  particles  predominating.  When  dry, 
it  shall  pass  a  H-'m  screen.  Not  more  than  25%  shall  pass  a  50-mesh  sieve,  nor 
more  than  5%  shall  pass  a  100-mesh  sieve.  It  shall  contain  not  more  than  5%  of 
loam  or  other  foreign  substances.  The  tensile  strength  of  briquettes,  composed  of 
1  part  cement  and  3  parts  stone  grit,  shall  be  not  less  than  that  obtained  with  Standard 
Ottawa  sand. 

"  The  Size  of  the  Coarse  Aggregate  shall  be  such  as  to  pass  a  lM-ui  revolving  screen 
and  shall  range  from  1>$  in  down,  not  more  than  5%  passing  a  M-m  screen  and  no 
intermediate  sizes  shall  be  removed.  Artificially  prepared  mixtures  of  fine  and  coarse 
aggregate  shall  not  be  used,  except  when  specified  or  approved  in  writing. 

"  Crushed  Stone  shall  consist  of  clean,  sound,  hard,  tough,  durable,  cubical  crushed 
rock,  having  a  French  coefficient  of  wear  of  not  less  than  10. 

"  Gravel  shall  be  composed  of  clean,  hard,  durable  stone,  free  from  coating  of  any 
character.  No  gravel  which  contains  disintegrated  or  soft  stone,  or  shale,  or  an 
excess  of  flat  pieces,  shall  be  used.  Gravel  mixed  with  mud,  clay,  or  other  foreign 
substances,  shall  be  washed  in  a  satisfactory  manner  and  must  be  approved  before 
being  used.    Run  of  bank  gravel  shall  not  be  used. 

"  Crushed  Slag  shall  be  approved  slag,  clean,  sound,  tough,  hard,  and  sharp  angled. 
It  shall  weigh  not  less  than  70  lb  per  cu  ft,  loose  measurement. 

"  Mixing  Conditions.  The  concrete  shall  not  be  mixed  in  any  larger  quantity 
than  is  required  for  immediate  use  and  any  that  has  developed  initial  set,  or  has  been 
mixed  for  30  rain,  shall  not  be  used  in  any  way.  The  ingredients  shall  be  free  from 
deleterious  substances.  Unless  directed  otherwise,  no  concrete  shall  be  mixed  while 
the  air  temperature  is  at,  or  below,  1.7°  C  (35°  F).  In  no  case  shall  any  lumped 
cement  or  materials  containing  frost  be  used,  nor  shall  the  concrete  be  deposited 
upon  a  frozen  subgrade. 

"  Mixing  Machine.    Concrete  shall  be  mixed  by  machinery  so  as  to  insure  a  uniform 

product  of  the  specified  proportions  of  all  the  ingredients.    The  machine  shall  be  a 

batch  mixer  of  approved  type.    Continuous  mixing  machines  shall  not  be  used.    The 

infrlng  shall  continue  for  a  period  of  at  least  90  sec  after  all  the  materials  are  in  the 

nd  during  the  mixing  period  the  drum  shall  make  at  least  16  rev  per  min.    The 
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satire  contents  shall  be  removed  from  the  drum  before  any  new  materials  are  placed 
herein  for  the  succeeding  batch. 

"  Retempering  of  mortar  or  concrete  which  has  hardened  partially,  that  is,  re- 
nixing  with  or  without  additional  materials  or  water,  will  not  be  permitted. 

**  Hand  Mixing,  when  permitted,  shall  be  performed  on  a  watertight  wooden  plat- 
form, or  other  suitable  hard,  clean  surface  of  sufficient  size.  The  cement  and  sand, 
dry,  shall  be  mixed  first  thoroly,  then  made  into  a  mortar  by  gradually  adding-  clean 
water  and  hoeing  and  working  until  a  uniform  mixture  is  secured.  The  stone  shall 
be  spread  to  a  depth  of  about  6  in,  wetted  thoroly,  and  the  mortar  spread  evenly  over 
iL  The  whole  mass  then  shall  be  turned  over  four  times  and  worked  until  a  complete 
sod  uniform  mixture  results.    Hand  mixed  batches  shall  not  exceed  ^cuydfti  volume. 

M  Consistency.  The  materials  for  the  concrete  shall  be  mixed  with  sufgcient  water 
to  produce  a  mixture  which  will  flatten  out  and  quake,  but  not  flow,  when  deposited 
in  place.  The  consistency  shall  not  be  such  as  to  cause  a  separation  of  the  mortar 
from  the  coarse  aggregate  in  handling. 

M  Forms  for  Concrete  Construction*  All  forms  used  under  these  specifications  shall 
be  either  wooden  or  metal  forms  and  shall  be  approved.  They  shall  be  free  from 
warp  and  of  sufficient  strength  to  resist  springing  out  of  shape  when  concrete  is  de- 
posited against  them.     All  joints  must  be  watertight. 

"Materials  fob  Wooden  Forms.  All  wooden  forms  shall  be  surfaced  plank  of 
St  least  2-in  stock  and  of  tongue  and  groove  or  ship  lap  style.  Where  only  a  single 
width  of  plank  is  used  the  forms  shall  be  constructed  of  plain  surfaced  plank. 

"Materials  fob  Metal  Forms.  All  metal  forms  shall  be  of  not  less  than  M-in 
material*  unless  otherwise  specified,  and  shall  be  constructed  so  as  to  give  a  smooth 
surface,  with  watertight  joints.  Where  a  single  width  of  metal  is  used,  the  forms 
shall  be  constructed  in  channel  section,  or  other  approved  form. 

"Setting.  The  forms  shall  be  set  carefully  and  staked  securely,  or  otherwise  held 
m  place,  to  the  established  lines  and  grades. 

"Treatment.  All  wooden  forms  shall  be  wetted  thoroly  or  oiled  and  metal  forms 
aHsd  before  any  material  is  deposited  against  them.  All  mortar  and  dirt  shall  be 
removed  from  forms  which  have  been  used  previously. 

"Placing  Concrete.  Where  the  subgrade  is  very  dry  or  dusty,  it  shall  be  sprinkled 
before  the  concrete  is  placed,  no  more  water  being  used  than  will  be  absorbed  readily. 
Concrete  shall  not  be  laid  on  frozen  ground.  Placing  of  concrete  shall  proceed  up- 
grade. The  joint  of  the  previous  day's  work  shall  be  rough  in  vertical  section  and 
shall  be  wetted  or  grouted  thoroly  before  the  fresh  concrete  is  joined  to  it.  The 
exposed  surface  of  all  inlets,  manholes,  valve  boxes  and  other  structures  shall  be 
cleaned  of  dirt  thoroly  to  permit  proper  adhesion  of  concrete.  After  the  concrete  is 
deposited  in  place,  it  shall  be  compacted  thoroly  by  tamping  or  hoeing,  leaving  a 
rough  surface  for  Bituminous  Surface  Courses  and  a  smooth  surface  for  all  other  types. 
When  so  directed,  a  template  shall  be  used  to  strike  off  the  concrete.  Rakes  shall 
not  be  used  for  distributing  or  placing  concrete. 

"Care  While  Setting.  Newly-laid  concrete  shall  be  protected  from  the  extreme 
heat  of  the  sun,  or  from  inclement  and  cold  weather,  by  one  of  the  following  methods: 

1.  During  the  hot  weather  the  concrete  shall  be  kept  damp  by  sprinkling  with 
water  for  a  period  of  at  least  3  days  following  the  placing  of  the  concrete,  or  for  a 
longer  period  of  time,  as  may  be  directed. 

2.  During  the  season  when  the  temperature  of  the  air  can  be  expected  to  drop 
below  4.4°  C  (40°  F),  proper  precautions  shall  be  taken  and  if  the  air  temperature 
reaches  1.7°  C  (86°  F),  or  below,  the  concrete  shall  be  protected  with  an  approved 
covering,  of  satisfactory  depth,  for  a  period  of  at  least  7  dayB  following  the  placing 
of  the  concrete,  or  for  a  longer  period  of  time,  as  may  be  directed. 

"  Protection  from  Traffic.  Traffic  will  not  be  permitted  on  the  concrete  base  course 
oatO,  in  the  opinion  of  the  Engineer,  it  has  hardened  sufficiently  to  sustain  it,  and  in 
no  ease  until  the  last  laid  concrete  is  at  least  7  days  old.  The  contractor  shall  protect 
the  fiwwhod  concrete  base  course  from  traffic  during  this  period  of  setting." 

20.    Old  Pavements  as  Foundations 

Gravel  and  broken  stone  roads  and  stone  block  pavements,  when  in 
reasonably  good  condition  as  to  thickness  and  smoothness  of  surface,  are 
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GENERAL  DATA 

1.  Historical  Development 

DdtBJttons.     The  principal  types  of  roads  to  be  covered  in  this  Section 
nay  be  defined  as  follows: 
Earth  Road.     A  roadway  composed  of  natural  earthy  material. 
Sasd-Clat   Road.     A  roadway  composed  of  an   intimate  mixture  of 
asad  and  clay. 

Topsoil  Road.    A  roadway  composed  of  a  natural  mixture  of  sand  and 
<Uy. 

Development  (16).  "According  to  recent  statistics  gathered  by  the 
C.  S.  O.  P.  R,  the  aggregate  length  of  all  public  roads  in  the  United  States 
is,  roughly,  2  500  000  miles.  Of  this  total  mileage,  earth  roads  comprise 
ahmit  89.5%,  or  considerably  more  than  2  200  000  miles;  sand-clay  nearly 
*%,  or  44  000  miles;  and  gravel  about  4.5%,  or  116  000  miles,  which  leaves 
about  4%,  or  about  110  000  miles,  for  all  other  types  combined.  The 
also  show  that  in  the  10  years  from  1904  to  1914  the  increase  in 
mileagB  of  improved  roads,  other  than  earth,  sand-clay,  and  gravel, 
been  only  from  2  to  3%  of  the  total,  and  that  in  states  having  the  great- 
mileage  of  improve^  roads,  only  about  one-half  of  their  aggregate 
has  yet  been  improved.     From  these  figures  it  is  evident  that  the 
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construction  and  maintenance  of  earth  roads  will  continue  to  be  of  con- 
siderable importance  in  connection  with  every  comprehensive  plan  of 
public  road  improvement.  Also,  since  sand-clay  and  gravel  surfaces  often 
constitute  the  first  steps  from  earth  roads  toward  the  more  highly  improved 
surfaces,  either  one  or  both  of  these  simple  types  may  be  expected  to  con- 
stitute in  the  future,  as  at  present,  no  small  part  of  the  total  improved 
mileage  in  practically  every  community. "  Table  I  shows  the  develop- 
ment of  sand-clay  roads  from  1909  to  1914. 

Table  I. — Mileage  of  Sand-Clay  Roads  in  Several  Representative  States 

for  1904  and  1914  (16) 


States 

Sand-Clay 

Mileage 

States 

Sand-Clay 
Milbaob 

1909 

1914 

1909 

1914 

None 

186 

1107 

661 
1151 
1916 

Kantmff 

202 

780 

2264 

768 

Virginia 

Texan,  L 

4813 

3684 

2.    Characteristics 

Economic  Advantages.  As  the  controlling  factor  in  road  construction  is 
usually  cost,  it  can  readily  be  seen  that  natural  soils  and  such  surface 
formation  as  clay  and  sand  offer  distinct  economic  advantages  on  account 


Bottom  of  ditoh«B 
tobe  ronaded 

.  {Minimum- lV 
*  (Maximum- tV 


•*  -t-  i 0*  Approximate 
TUe  drain 


Fig.  1.    Iowa  State  Highway  Coram.  Standard  Croaa-Sectiona  for  Earth  Roads 


of:  (1)  Their  abundance  and  cheapness;  (2)  their  physical  condition; 
(3)  their  general  proximity  to  the  road  to  be  built;  (4)  the  minimum  expense 
and  maximum  simplicity  of  the  outfit  needed  for  construction  work  when 
sand  and  clay  are  the  surfacing  materials. 

Suitability.    The  facts  that  roads  surfaced  with  such  materials  can  be 

so  constructed  that  they  are  practically  free  from  softening  under  traffic* 

'*n  wet  weather,  will  retain  a  comparatively  smoof^i  surface,  are  durable, 

of  repair  at  a  minimum  cost,  and  can  be  made  to  consolidate  very 
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quickly,  make  these  materials  highly  desirable.  Such  road  surfacing  will 
be  confined  largely  to  rural  sections  or  small  towns  where  there  is  not  very 
severe  traffic. 

The  Life  of  the  sand-clay  and  topsoil  road  depends  not  only  on  the  thick- 
ness of  the  surfacing  material  and  the  severity  of  the  traffic,  but  largely 
on  the  method  of  maintenance.  If  the  suggestions  given  hereafter  are 
carried  out,  these  roads  will  last  at  least  15  years  and  even  longer  before 
they  have  to  be  resurfaced. 

8.    Cross-Sections 
Typical  cross-sections  of  earth  roads  are  given  in  Figs.  1  and  2. 


'-■ 
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FSg.  2.    Cross-Sections  of  Earth  Roads  Recommended  by  the  Penn.  State 

Highway  Dept. 


MATERIALS 

4.    Physical  Properties  of  Soils 

The  composition  of  soils,  sands,  and  of  clays  must  be  thoroly  understood 
before  the  engineer  is  in  a  position  to  obtain  the  best  results  in  topsoil 
and  sand-clay  road  surfacing.  For  this  reason,  the  subject  of  the  com- 
position of  these  materials  is  taken  up  in  considerable  detail.  Too  much 
emphasis  cannot  be  laid  on  the  necessity  of  having  a  clear  conception  of 
what  constitutes  a  serviceable,  natural  road  soil;  what  constitutes  a  good 
sand  or  clay  to  be  used  in  the  artificial  mixture  of  these  two  materials  for 
making  a  sand-clay  road;  the  necessity  of  making  or  having  made  in 
advance  of  its  use  a  definite  examination  of  the  material  which  it  is  proposed 
to  use  for  surfacing,  and  of  knowing  how  to  make  such  additions  to  in- 
adequate soils  of  those  ingredients  which  will,  with  their  addition,  make  the 
sofl  adequate  and  efficient;  and  the  need  of  making  a  thoro  search  for 
writable  natural  soils  before  adding  sand  to  clay  or  clay  to  sand.  There 
is  a  wide  variation  in  the  character  of  different  clays  and  sands,  and  the 
success  of  the  resultant  sand-clay  or  topsoil  road  depends  very  largely 
upon  the  quality  of  the  sand  and  clay  entering  into  the  construction 
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the  road  surface,  and  the  thoroneae  with  which  the  component  parts  are 
mixed. 

U.  S.  O.  P.  R.  Classification  (16).  "The  principal  qualities  of  soils  from  the 
standpoint  of  road  construction  depend  upon  texture  and  structure,  permeability,  and 
capillary  power.  Soils  usually  are  classified  as  clay,  sand,  loam,  gravel,  marl,  or 
gumbo,  according  to  the  material  predominating  in  their  composition.  Soils  com- 
posed of  two  different  materials  mixed  in  such  proportions  that  the  character  of  the 
mixture  is  decidedly  intermediate  may  be  designated  conveniently  by  naming  both 
components,  as  sand-day,  sand-gumbo,  gravelly  clay,  etc  Reference  to  Table  II, 
giving  approximate  bearing  powers  for  different  soils,  will  show  that  this  classification 
may  be  of  considerable  significance  in  road  construction." 

Table  II. — Approximate  Safe  Bearing  Powers  for  Different  Soils 


Kind  of  soil 

Range  of       j 
bearing  power,  1 
lb  per 
sqin           , 

Kinds  of  soil 

Range  of 

bearing  power, 

lb  per 

sqin 

Dry  clay 

60  to  80 

6  to  50 

26  to  86 

10  to  20 

Moist  loam 

3  to  10 

Moist  clay 

Dry  gumbo 

16  to  80 

Sand  or  gravel 

Wet  gumbo ........... 

lto  10 

Dry  loam 

Marl 

Same  as  clay 

Report  First  Conference,  1917,  State  Highway  Testing  Engineers  and  Chemists. 
"The  committee  has  been  charged  with  consideration  of  that  large  range  of  natural 
soils  and  aggregates  which  lie  below  the  usual  classification  of  gravel  and  which  in  the 
past  10  years  have  commended  themselves  to  low  cost  road  surfacing  in  various  sec- 
tions of  the  country.  The  terms  sand-clay  roads,  topsoO  roads,  and  semi-gravel  roads 
have  come  into  road  literature  as  designating  various  types  of  construction  that  utilise 
either  natural  surface  soil,  or  sub-surface  deposits,  or  artificial  mixtures  wherein  the 
chief  ingredients  are  silicious  sands  and  natural  days.  The  abundant  distribution 
of  these  two  soil  ingredients  either  separately  in  deposits  or  already  mixed  in  many 
soils  and  substrata,  has  attracted  attention  and  experiment  to  an  extent  which  now 
justifies  some  attempt  at  classification  and  more  definite  statement  of  specifications  and 
methods  upon  which  satisfactory  results  may  be  predicated. 

"The  present  state  of  knowledge  regarding  these  materials  is  derived  from  the 
comparative  study  of  the  road  history  under  traffic  of  such  roads  and  the  mechanical 
analysis  of  the  constituent  materials.  The  data  secured  indicate  the  necessity  of 
classification  and  tests  based  upon  a  more  complete  separation  of  the  ingredients  than 
is  usually  given  in  a  laboratory  analysis.  Special  definitions  of  the  terms  sand,  silt 
and  day,  are  required,  also  a  theory  of  their  mutual  inter-action  after  consolidation. 
It  is  believed  that  the  adhesive  day,  acting  as  a  binder  in  dry  weather,  and  as  a  stopper 
to  capillary  openings  by  swelling  in  wet  weather,  must  be  supplemented  by  the  inter- 
locking strength  of  the  sand  aggregate  both  in  dry  and  in  wet  weather,  to  support 
the  weight  and  the  wear  of  the  traffic,  while  the  non-adhesive  silt  gives  aid  to  density 
and  water  resistance.  The  proportions  and  sizes  of  the  sand  content  are  highly  im- 
portant for  the  strength  and  wearing  element.  The  clay,  owing  to  its  expansion 
under  wet  conditions,  should  be  present  in  minimum  amount  consistent  with  sufficient 
adhesion  in  dry  weather;  and  the  silt  should  form  the  inert  filler  for  those  voids  not 
occupied  by  the  clay.  The  thoro  intermixing  of  the  ingredients  is  a  vital  factor,  and 
a  process  of  consolidation  which  will  pack  the  loose  mass  from  the  bottom  upward 
is  of  much  consequence. 

"A  further  conception  of  the  action  of  this  dass  of  materials  suggests  that  the  fine 
aggregate  passing  a  10-mesh  sieve  may  be  regarded  as  a  mortar  capable  of  being  used 
separately  to  fotW  the  road  slab,  or  of  carrying  any  amount  of  gravel  or  coarse  aggre- 
gate up  to  the  point  where  a  complete  gravel  road  is  reached  with  this  mortar  as  its 
**-"**+  Experience  has  shown  that  the  addition  of  coarse  material  retained  on  a 
ieve  and  less  than  2  in  in  size,  provided  the  coarse  material  is  itself  present 
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in  graded  sizes,  increases  the  durability  of  these  soil  mixtures.  Further,  the  analysis 
of  the  fine  material  passing  a  10-mesh  sieve  in  the  well  known  Augusta,  Ga.,  gravel, 
which  pouecsBHH  excellent  binding  value,  reveals  a  composition  similar  to  some  of  the 
best  topsoil  roads  in  that  state.  There  is  reason  to  think  that  the  binders  in  washed 
gravel  roads  might  very  well  be  compounded  on  the  same  basis  as  successful  soil  road 


"The  successful  use  of  these  road  soil  mixtures,  whether  obtained  on  the  surface,  as 
topsails,  from  substrata,  or  from  artificial  mixtures  of  clays  and  sand,  depends  primarily 
on  the  composition,  as  to  size,  amount,  quality  and  uniformity  of  mixing  of  "the  three 
tsual  ingredients,  and  upon  the  adequate  consolidation  of  the  mass.  From  the  practical 
standpoint,  the  selection  of  the  raw  material  should  not  ba  based  on  a  too  narrow 
analytic  figure.  The  natural  deposits  are  of  variable  composition.  A  number  of 
samples  from  a  selected  area  close  to  the  work  may  not  conform  to  a  specific  percentage. 
Bat  it  is  usually  possible  to  supplement  deficiencies  by  adding  relatively  small  quan- 
tities of  sand  or  day,  as  the,  case  may  be,  and  secure  in  the  mixed  road  bed  a  fairly 
uniform  material  whose  analysis  is  satisfactory.  The  final  acceptance  of  a  material 
of  this  class  should  preferably  be  based  on  samples  taken  at  specified  intervals  on  the 
fleshly  laid  and  intermixed  road  bed  and  at  such  other  points  as  the  inspector  may 
choose,  where  the  indications  are  that  the  mixture  is  not  uniform  and  satisfactory." 

days.  The  function  of  the  clay  is  to  act  as  a  binder,  and  many  experi- 
ments have  been  made  to  determine  the  property  of  the  clay,  which  gives 
to  it  a  cementing  value  and  why  some  clays  act  so  much  better  than  others. 
If  a  sample  of  clay  is  vigorously  shaken  with  water  in  a  wide-mouthed 
bottle,  allowed  to  settle  for  1 1  min,  the  turbid  water  siphoned  off  to  within 
about  8  cc  of  the  bottom  of  the  bottle,  and  this  operation  repeated  until 
a  clear  liquid  is  obtained,  it  will  be  found  that  all  the  clay  particles  have 
been  siphoned  off,  leaving  behind  sand  and  other  impurities  of  the  clay. 
It  has  been  determined  in  the  laboratory  of  the  Highway  Dept.  of  the 
Univ.  of  Georgia,  that  in  this  process  none  of  the  clay  particles  siphoned 
off  will  have  a  diameter  in  excess  of  0.01  mm.  It  is  believed  that  particles 
of  that  diameter  and  smaller  are  chiefly  clay.  If  this  clay  which  has  been 
separated  is  digested  with  water  and  then  allowed  to  settle  24  hr,  it  will 
be  found  that  an  extremely  fine  sediment  still  remains  in  suspension  in  the 
water.  This  can  be  siphoned  off,  and,  if  the  clay  is  digested  and  allowed 
to  settle  several  times  and  the  wash  water  siphoned  off  is  evaporated, 
there  is  secured  a  material  to  which  the  name  colloidal  clay  has  been  given. 
This  material  is  sticky,  and  it  is  to  this  portion  of  clays  that  their  adhesive 
value  is  attributed.  Thus,  in  the  utilization  of  clays  as  cementing  material, 
a  less  amount  of  highly  colloidal  clay  will  be  required  than  of  a  clay  con- 
taining a  smaller  percent  of  this  colloidal  material. 

Shrinkage  and  Expansion.  Some  clays  shrink  when  dried,  as  shown 
by  the  cracking  and  breaking  out  of  their  surfaces.  This  shrinkage  is  the 
measure  of  their  expansion,  and  expansion  makes  a  sand-clay  composition 
unstable.  Shrinkage  would  do  no  harm  if  the  cltf$'  would  stay  in  this 
condition,  but  it  does  not.  When  water,  removed  by  evaporation,  is  re- 
stored to  the  sand-clay  mixture,  its  entrance  is  accompanied  by  a  simul- 
taneous expansion  which  causes  the  grains  of  sand  to  become  separated. 
This  property  can  not  be  overcome,  for  it  is  inherent  in  the  clay;  but  this 
ean  be  modified,  in  some  measure,  by  using  a  less  quantity  of  such  a  clay 
and  adding  another  clay  with  a  less  percent  of  colloidal  content,  for  tests 
that  have  been  made  indicate  that  this  shrinkage  and  expansion  of  clays 
is  largely  a  function  of  this  very  fine  colloidal  clay.  This  expansion  of  clay 
under  the  influence  of  rain  and  frost  lias  a  very  important  bearing  on  the 
solidity  and  hardness  of  the  road-bed  in  whose  construction  it  is  used.  It 
therefore  becomes  necessary  to  know  approximately  the  colloidal  content 
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of  a  clay  or  a  soil  which  is  to  be  used  in  surfacing  a  road.     The  stickiness 
and  plasticity  of  the  clay  is  a  guide  as  to  its  colloidal  content. 

Plasticity.  A  clay  is  called  plastic  if  it  becomes  sticky  or  dough-like, 
when  mixed  with  a  certain  amount  of  water,  so  that  it  can  be  molded  or 
pressed  into  various  shapes  which  it  will  retain  even  after  it  has  been  dried. 
If  a  lump  of  such  clay  is  put  in  water,  it  will  usually  retain  its  form  for  a 
long  time.  There  are  other  clays,  however,  which  will  immediately  fall  to 
pieces  when  placed  in  water,  as  a  lump  of  quick-lime  will  do  under  similar 
conditions.  This  is  due  to  the  very  rapid  absorption  of  water  into  the 
porous  construction  of  the  clay.  This  characteristic  is  an  important  one 
when  considering  the  material  to  be  used  in  a  sand-clay  road. 

Function  in  Road  Construction.  The  clay  is  to  perform  the  function 
in  road  construction  of  a  weak  cement,  which  will  bind  together  the  sand 
particles.  There  is  but  very  little  trouble  in  accomplishing  this  in  dry 
weather.  In  wet  weather,  however,  clay  has  a  tendency,  not  only  to 
soften,  but  to  expand,  and  if  too  much  has  been  used  in  the  surface  mixture, 
the  traffic  will  cut  up  the  surface  and,  in  the  end,  cut  its  way  thru  the 
whole  thickness,  and  the  road  will  become  muddy.  It  is  approximately 
estimated  that  not  over  15%  of  a  highly  colloidal  or  sticky  clay  should  be 
used  in  the  construction  of  topsoil  or  sand-clay  roads,  while  the  less  colloidal 
clay  may  run  up  as  high  as  28%. 

Sands.  In  the  determination  of  soil  or  Bandy  material,  that  portion 
which  will  pass  thru  a  10-mesh  sieve  and  be  retained  on  a  200,  would  be 
classified  as  a  sand.  Particles  larger  than  those  which  will  pass  a  10-mesh 
sieve  will  be  classified  as  gravel.  That  which  passes  thru  a  200-mesh 
sieve  will  be  designated  as  silt,  the  particles  of  which  have  diameters 
ranging  from  0.07  to  0.01  mm.  This  silt  has  no  adhesive  quality,  altho, 
when  moist,  it  has  supporting  power;  but  when  it  is  saturated  it  assumes 
the  character  of  quicksand.  Sand  grains,  passing  a  100-mesh  and  retained 
on  a  200-mesh  sieve,  have  little  value  in  the  construction  of  a  sand-clay 
surface  except  as  filler  between  the  larger  grains  of  sand.  Sand  grains, 
passing  a  20-mesh  and  retained  on  a  60-mesh  sieve,  show  marked  inter- 
locking strength. 

Composition.  In  the  examination  of  sands,  it  will  be  found  that  there 
is  considerable  variation,  not  only  in  the  size  of  the  grains,  but  in  their 
outlines,  some  being  very  rounded,  others  angular,  and  still  others  with 
sharp  points  and  edges.  The  best  results  in  road  construction  are  obtained 
with  sands  which  have  the  greatest  interlocking  strength.  This  property 
varies  directly  with  the  sharpness  and  irregularity  of  the  grains.  The 
sand  gives  the  body  to  the  road  surface  and  its  resistance  to  traffic.  Sands 
to  be  used  in  sand-clay  road  construction  should,  if  possible,  be  free  from 
particles  of  mica,  for  this  is  the  most  harmful  impurity  of  a  sand  or  clay.  If 
there  is  more  than  3%  of  mica  in  the  road  surface,  it  will  very  seriously 
affect  its  resistance  to  wear.  The  fine  flat  scales  of  mica  destroy  the  inter- 
locking value  of  the  grains  of  sand,  as  it  furnishes  not  only  a  smooth,  slick 
surface  upon  which  the  grains  of  sand  slide  and  slip,  but  also  provides  an 
easy  access  for  water,  which  can  penetrate  into  the  surface  and  thus  rapidly 
soften  it.  It  will  be  extremely  difficult,  if  not  impossible,  to  obtain  a 
satisfactory  road  surface  with  a  sand  that  contains  more  than  3%  of  mica. 
Sand  or  clay  containing  any  considerable  amount  of  organic  matter  is  also 
very  undesirable,  for,  altho  this  would  have  at  first  some  binding  action 
if  used  in  connection  with  a  sand-clay  or  topsoil  road,  its  binding  properties 
would  very  soon  disappear  and  it  would  act  as  a  sponge  to  hold  moisture. 
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It  would  soon  begin  to  decay  and,  as  moisture  is  one  of  the  products  of  its 
decomposition,  soft  places  would  develop  in  the  road  and  the  surface  become 
so  weakened  that  it  would  easily  cut  thru.  It  will  be  economical  in  the 
end  to  go  to  considerable  expense  in  eliminating  the  organic  matter.  Sands 
also  very  often  contain  iron  oxide,  but  this,  instead  of  being  a  detriment, 
will  aid  in  cementing  the  grains  of  sand. 

The  btrknoth  of  the  sand  to  hold  up  traffic  depends  on  the  size  of  the 
grains.  The  smaller  the  grains  of  sand,  the  less  interlocking  strength 
they  have,  and  the  more  tendency  there  is  for  them  to  powder;  the  coarser 
the  grains  of  sand,  the  greater  their  interlocking  strength,  and  the  stronger, 
firmer  surface  obtained,  which  has  more  resistance  to  wear.  This  is  par- 
ticularly noticeable  in  wet  weather,  the  road  surface  that  is  made  with  the 
coarse  grains  having  much  less  tendency  to  become  soft  than  the  road  that 
b  made  with  fine-grained  Bands.  Where  it  is  impossible  to  obtain  coarse- 
grained sands,  good  results  can  be  obtained  with  the  fine  sands;  but  the 
resultant  road  will  need  more  maintenance  than  the  other,  thus  increasing 
the  cost  of  its  upkeep.  It  will  also  need  far  more  constant  maintenance. 
Unless  a  good  clay  is  used  for  a  binder,  the  resultant  road  will  not  be  good, 
no  matter  how  good  the  sand  may  be.  It  will  be  found  4hat  the  percentage 
of  sand  in  these  various  mixtures  will  vary  from  70  to  90%,  and  that  the 
day  will  vary  from  10  to  30%.  The  coarser  grades  of  sand  give  the  harder 
road  surface,  with  greater  wearing  value,  and,  to  get  these  better  results, 
at  least  40%  of  the  sand  should  be  retained  on  a  60-mesh  sieve.  If  most  of 
the  sand  passes  a  60-mesh  sieve,  it  is  practically  impossible  to  get  a  hard 
surface.  This  does  not  mean,  however,  that  results  cannot  be  obtained 
with  these  finer  grained  sands,  such  as  will  be  justified  by  the  low  cost 
of  the  resultant  road;  but,  when  used,  good  service  can  only  be  obtained 
by  promptly  making  repairs.  These  finer  sands  do  play  a  part,  however, 
in  the  construction  of  the  road  surface  by  helping  to  fill  up  the  voids  be- 
tween the  coarser  grains  of  sand,  which  otherwise  would  have  to  be  filled 
with  clay,  and  they  also  serve  to  increase  the  density  of  the  resultant  mass 
and  make  it  still  more  impervious  to  water.  A  sharp,  rough  sand  gives 
much  better  results  than  the  same  size  or  even  larger  grains  of  rounded 
sand,  because  the  rough  sharp  grains  are  able  to  interlock  much  more 
effectively  with  each  other,  which  very  materially  strengthens  the  road 
surface.  This  interlocking  quality  of  the  grains  of  sand  lessens  the  strain 
on  the  clay  binder.  The  rounded  grains  of  sand,  however,  are  almost 
entirely  dependent  on  the  clay  to  cement  and  hold  them  together. 

Topeoils.  Under  this  head  are  included  all  natural  soils,  composed  of 
■and  and  clay,  that  can  be  used  for  surfacing  materials,  either  without  the 
addition  of  any  other  material  or  by  the  addition  of  small  amounts  of 
some  ingredient  to  make  the  soil  an  effective  surfacing  material.  In 
many  sections  of  the  country,  soils  are  encountered  which  are  made  up 
largely  of  clay  and  sand,  having  similar  properties  to  the  artificial  mixtures 
of  sand  and  clay,  and  it  has  been  found  that  certain  of  these  natural  mix- 
tores  give  extremely  satisfactory  results  as  surfacing  materials  for  roads. 
These  topsoils  vary  considerably  In  character,  and  many  of  them  which 
are  very  similar  in  appearance  to  some  that  have  given  satisfactory  results, 
are  found  to  be  very  inferior.  It  is  impossible  very  often  to  determine  this 
by  its  general  superficial  appearance,  but  it  can  readily  be  determined  by 
analysis. 

Composition.  The  chief  ingredients  of  these  natural  soils  are  gravel, 
aand,  clay,  silt,  mica,  feldspar,  lime,  iron  salts,  and  organic  matter.     Upon 
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the  percentage  of  these  various  ingredients  and  upon  the  sise  of  the  particles 
depends  the  value  of  the  soil  for  road  surfacing  purposes.  A  large  propor- 
tion of  sand-clay  mixtures  has 'been  derived  from  the  decomposition  and 
disintegration  of  igneous  and  metamorphic  rocks,  principally  granitic  and 
gneissic,  which  are  composed  of  quartz  and  feldspar,  with  varying  amounts 
of  several  other  minerals.  As  these  rocks  decompose,  the  feldspar  changes 
to  clay  and  quartz,  the  original  quartz  remaining  unaltered.  Occasionally 
granitic  rocks  are  found  in  place  which  are  thoroly  altered  and  decomposed 
to  a  depth  of  50  or  more  feet.  Certain  portions  of  this  decomposed  rock 
contain  the  right  proportion  of  sand,  quartz  grains,  and  clay  to  make  a 
very  satisfactory  road  surface.  In  other  portions,  the  clay  is  in  excess. 
There  is  given  in  Table  III  analyses  of  several  samples  of  topeoil. 


Table  in.— Typical  Georgia  Road  Soils  (26) 

County 

Diameters  in  Millimbthbs 

Sam- 

Gravel 

Sand 

Silt 

Clay 

No. 

Above 
1.85 

1.85 

to 

0.86 

0.86 

to 
0.24 

0.24 

to 
0.14 

0.14 

to 
0.07 

Total 

0.07 

to 

0.01 

0.01 

to 
0.00 

476 

Cobb 

4.0 

13.0 

3.0 

.    a    *    • 

0.8 

>    •  ■  • 

id  .'i 

10.0 

•  •  «  • 

•  •  •  > 

16.2 

■  •  »   » 

8.0 
19.6 
8.5 
7.8 
0.8 
8.0 
2.8 
4.6 
4.0 
2.4 
2.7 
2.0 

28.0 
14.3 

33.0 
44.6 
36.0 
34.3 
30.1 
22.0 

8.3 
22.0 
30.0 

9.2 
20.7 
82.0 

64.4 
16.9 

17.6 
8.0 
12.6 
9.2 
16.4 
14.7 
18.4 
14.7 
18.5 
19.7 
21.2 
20.8 

6.0 
4.8 

13.6 
6.0 
11.3 
9.0 
20.0 
15.8 
26.0 
15.3 
12.1 
27.0 
26.4 
17.4 

2.2 

4.7 

71.2 
78.2 
68.3 
60.8 
66.3 
66.6 
64.5 
56.6 
64.6 
68.8 
71.0 
72.2 

90.6 
40.7 

15.0 
4.6 
12.2 
12.8 
14.1 
14.6 
12.4 
14.6 
13.6 
12.8 
14.8 
13.4 

3.4 
8.8 

14.0 

466 
160 

McDuffle 

Clarke 

15.C 
11.0 

10 

Clarke 

25.0 

108 
124 
424 
120 
106 
434 
103 

Dougherty 

Muscogee 

Bulloch 

Brooks 

18.0 
27.6 
31.0 
27.6 
20.0 
25.0 
14,2 

113 

470 
116 

Mitchell 

Special 
Augusta  Gravel. . 
Pipe  Clay 

14.0 

«..7 
60.0 

Passing  Sieve.  . . 

10- 
mesh 

20- 
mesh 

60- 
mesh 

100- 
mesh 

200- 
mesh 

Holes  Explanatory  of  Table  m.  There  is  given  below  a  brief  statement  regarding 
the  samples  analysed  as  to  where  they  were  obtained  and  how  used. 

Sample  No.  476.  Atlanta-Marietta  Road,  Cobb  County.  Taken  in  1914  from 
road-bed.  Topeoil.  Very  hard  and  smooth.  Not  cutting.  Heavy  traffic  Age, 
1  year. 

Sample  No.  466.  Thompson-Augusta  Road,  McDuffie -County.  Taken  from  road- 
bed, 1913.  Topeoil.  Very  hard  and  smooth.  No  mud.  Heavy  auto  traffic.  Age, 
1  year. 

Sample  No.  150.  Athens-Danielsville  Road,  Clarke  County.  Taken  from  road 
bed  in  1912.  Topeoil.  Very  hard  and  smooth.  No  cutting.  Heavy  traffic.  Age, 
5  years.     Repairs  not  above  810  per  mile.    Best  in  Clarke  County. 

Sample  No.  10.  Athens-Whitehall  Road,  Clarke  County.  Taken  from  road-bed 
in  1911.  Topeoil.  Hard  and  smooth.  Softens  a  little.  No  deep  mud.  Age,  6  years. 
Condition  good.  Repairs  no  more  than  $25  per  mile.  Medium  traffic,  mostly 
automobile. 

Sample  No.   108.    Albany-Thomasville  Road,  Dougherty  County.    Taken  from 
Hi.   1911.    Age  3  years.    Softens  slightly  and  washes.     Very  smooth,  hard 
'hen  dry.    Some  dust.    Substratum  natural  sand-day.    Medium  traffic, 
est  in  this  county. 
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Sample  No.  124.  Americua-Albany  Road,  Sumter  County.  Taken  from  road-bed, 
1911.  Very  good  and  smooth;  washes  and  softens  somewhat  in  rains.  Is  dragged 
after  every  rain.  Substratum,  sand-clay.  Medium  traffic  Repairs  about  $35 
per  mile  annually. . 

Sample  No.  424.  Muscogee  County.  Taken  from  road-bed,  1911.  Medium  hard 
when-  dry.  Gets  dusty.  Softens  in  rain,  and  washes.  Topsoil.  Better  soils  are 
now  being  used  in  this  county. 

Sample  No.  106.  Statesboro-Savannah  Road,  Bulloch  County.  Taken  from  road- 
bed, 1911.     Gravelly  topsoil-    Very  hard  and  durable.    No  cutting  roadbed. 

Sample  No.  434.  Emanuel  County.  Taken  from  road-bed,  1911.  Good  surface 
but  cuts  easily.     No  deep  mud.    Repaired  by  drags.    Substrata  sand-clay. 

Sample  No.  103.  Near  Quitman,  Brooks  County.  Taken  from  road-bed,  1911. 
Good  smooth  surface  in  dry  weather,  workable  by  road  machines.  Softens  in  wet 
weather  but  no  mud.  Some  organic  matter  when  sample  was  taken.  Topsoil. 
Medium  traffic 

Sample  No.  113.  Near  Pelham,  Mitchell  County.  Taken  from  road-bed,  1911. 
Hard  surface.  Strong  clay  binder.  Workable  with  road  machine  after  rains.  Some 
organic  matter.  Medium  traffic.  One  of  the  best  South  Georgia  roads  examined. 
Topsoil. 

Composition  for  Road  Construction.  A  topsoil  is  sometimes  found 
which  has  exactly  the  right  composition  to  give  first-class  results  as  a  sur- 
facing material.  At  other  times,  it  is  found  upon  examination  that  the 
topsoil  will  give  excellent  results  if  certain  materials  in  which  it  is  deficient 
are  added.  Thus,  a  topsoil  that  is  a  little  bit  too  sandy  may  be  brought 
to  the  right  condition  by  plowing  into  it  a  little  of  the  clay  subsoil  and  by 
thoroly  mixing  the  two  together  by  plowing  and  harrowing.  If,  on  the 
other  hand,  the  topsoil  contains  a  slight  excess  of  clay,  this  can  be  remedied 
by  hauling  a  certain  amount  of  sand  and  thoroly  incorporating  this  with 
the  original  material.  In  many  instances  a  topsoil  is  found  that,  as  far 
as  the  percentage  of  the  ingredients  is  concerned,  is  just  right  for  a  surfacing 
material,  but  the  sand  is  too  fine  grained.  The  road  resulting  from  the  use  of 
such  material  will  be  of  medium  hardness  and  will  need  frequent  dragging. 

Semi-Gravel  Soils.  Some  of  these  soils  contain  so  much  gravel  that 
they  might  be  called  semi-gravel  soils.  Gravel  exceeding  2  or  3  in  in 
diameter  is  objectionable  in  a  soil,  which  is  to  be  used  for  a  road  surface, 
and  should,  if  possible,  be  removed  while  loading,  or  raked  out  after  being 
placed  on  the  road,  or  worked  to  the  bottom  of  the  layer  of  soil.  Ten 
to  15%  of  gravel  passing  a  1-in  screen  and  retained  on  a  10- mesh  sieve, 
increases  the  efficiency  of  the  resultant  road  surface. 

As  in  a  true  gravel,  the  hardness  and  quality  of  the  component  parts 
of  the  semi-gravel  must  be  carefully  examined  and  determined.  Oc- 
casionally such  a  gravel  is  found  to  contain  a  great  deal  of  either  fresh  or 
partially  decomposed  feldspar,  this  being  especially  true  in  material  that 
is  derived  by  the  alteration  and  decomposition  of  granitic  rocks  in  place". 
Such  semi-gravels  also  very  often  contain  masses  of  micaceous  material 
and  of  nodules  of  indurated  clay.  Any  considerable  percentage  of  any 
of  these  will  become  undesirable  elements  of  the  surfacing  material,  as 
they  are  all  too  soft  and  readily  break  down  under  traffic. 

Value  op  Laboratory  Tests.  While  it  is  not  necessary  to  make  a 
laboratory  test  of  all  samples  of  topsoils  that  it  is  desired  to  use  in  sur- 
facing roads,  yet  field  tests  should  be  made  in  all  cases  to  determine  the 
value  of  such  soils  for  this  purpose.  The  soils  should  first  be  examined  as 
to  their  mica  content  and  whether  they  contain  any  appreciable  amount 
of  organic  matter.  If  these  are  absent,  the  soil  should  be  tested  similarly 
as  is  suggested  for  mixtures  of  sand  and  clay,  by  making  a  paste*  of  the 
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* 
soil,  then  moulding  it  into  small  cones,  drying  them  in  the  sun  and  then 
covering  them  with  water.     Those  that  retain  their  shape  for  some  time 
and  only  gradually  go  to  pieces,  can  be  used  to  advantage  in  road  surfacing. 

Too  much  emphasis  cannot  be  laid  upon  the  necessity  of  testing  these 
road  materials  before  using  them,  for  if  this  is  not  done,  the  chances 
are  that  inferior  soils,  clays  and  sands  will  be  used  to  the  detriment  of 
the  road. 

Essential  Properties.  The  field  and  laboratory  experiments  which 
have  been  made  would  seem  to  justify  the  following  conclusions: 

1.  That  60  to  80%  of  sand  is  necessary  to  obtain  a  hard  surface,  and 
that  the  best  soils  will  contain  45  to  50%  of  sand  retained  on  a  60-mesh 
sieve. 

2.  That  sand  passing  a  100-mesh  and  retained  on  a  200-meeh  sieve  has 
little  hardening  value  to  the  road  surface,  but  does  aid.  in  filling  the  voids; 
and  that  roads  constructed  only  of  sand  of  this  fineness  will  not  be  satis- 
factory. 

3.  That  when  less  than  40%  of  sand  passes  a  60-mesh  sieve,  the  resulting 
road  surface  is  very  noticeably  softer  than  where  the  coarser  sand  is  used. 

4.  That  if  there  can  be  10  to  15%  of  gravel,  varying  from  that  which 
passes  a  1-in  screen  and  is  retained  on  a  10-meeh  sieve,  it  has  a  very  decided 
effect  in  increasing  the  hardness  and  efficiency  of  the  road. 

5.  For  the  best  results,  the  clay  will  vary  from  10  to  20%. 

6.  An  excess  of  30%  of  clay  in  the  soil  will  give  a  soft  surface  that  will 
get  very  muddy  in  wet  weather. 

6.    Sampling  of  Soils 

First  Conference,  1917,  State  Highway  Engineers  and  Chemists  Method.  "Samples 
of  material*  of  this  claw  shall  be  of  two  kinds:  Class  1,  samples  of  the  raw  material 
taken  from  the  natural  deposit;  Class  2,  samples  of  the  loose  material  after  being 
mixed  in  place  on  the  road-bed  and  before  consolidation.  Class  1  sample  shall  be 
used  simply  as  preliminary  evidence  of  the  suitability  of  the  aggregate  subject  to 
admixture  of  one  or  more  ingredients  to  adjust  the  composition  to  the  limits  set  forth 
in  the  specification*.  The  final  acceptance  of  the  material  as  satisfying  the  specifica- 
tions shall  be  baaed  on  Class  2  samples. 

"Standard  Containers.  (1)  A  three-compartment  box  of  pasteboard,  wood  or 
metal,  outside  dimensions  6  by  10  by  10  in,  or  (2)  close  woven  bags  or  sacks  of  material 
which  do  not  allow  sifting  out  of  fine  particles,  dimensions  6  in  wide  by  12  in  long. 

"  Labeling.  Each  compartment  in  the  box  container  must  contain  a  label  showing 
at  what  depth  the  contents  were  taken.  The  whole  sample  shall  be  accompanied 
by  a  card,  securely  attached  thereto,  stating  date,  by  whom  taken,  by  whom  submitted, 
source  of  supply,  exact  location  where  sample  was  taken,  position  within  the  deposit 
where  taken,  owner,  quantity  available,  amount  and  character  of  stripping,  if  any, 
whether  material  from  same  source  has  been  previously  used,  where,  and  with  what 
results,  haul  to  nearest  point  on  road,  average  haul  to  job,  character  of  haul,  initial 
cost  of  material.  When  bag  containers  are  used,  one  complete  sample  shall  comprise 
three  bags,  each  bag  labeled  as  to  depth  from  which  the  material  is  taken.  Each 
bag,  or,  if  preferred,  a  larger  receptacle  containing  the  three  bags,  is  to  be  labeled 
with  the  information  detailed  above. 

"  How  to  Take  Class  1  Samples.  For  each  1  acre  or  leas  of  area,  two  samples 
must  be  taken,  one  a  local  sample  and  the  other  a  composite  sample.  The  local  sample 
is  to  be  taken  near  the  center  of  the  area,  and  is  intended  to  represent  the  vertical  average 
of  the  material  at  that  point.  It  shall  be  taken  in  three  layers,  each  layer  ....  inches 
thick,  according  to  the  method  described  as  follows:  The  material  is  to  be  loosened 
ovor  *  a  by  3  ft  area  to  the  specified  depth,  usually  4  in.  The  loose  material  is  to  b» 
~*  with  a  shovel  and  the  sample  for  one  compartment  of  the  box  container 
te  bags  is  to  be  taken  therefrom.    The  remaining  loose  material  is  to  be. 
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•hoveled  out  and  discarded.  The  second  layer  la  to  be  loosened  to  equal  depth,  usually 
4  in,  to  be  intermixed  as  before,  and  a  second  compartment  or  bag  is  to  be  filled.  The 
same  procedure  shall  apply  to  the  third  layer,  and  the  filling  of  the  third  compartment 
or  bag.  In  exceptionally  thick  deposits  the  depth  of  each  layer  or  the  number  of 
layers  may  be  increased  to  cover  the  entire  thickness  of  the  deposit. 

"The  composite  sample  is  to  be  taken  as  follows:  Roughly  divide  the  area  to  be 
represented  by  the  sample  into  squares  not  exceeding  50  ft  in  aise.    At  the  corners  of 

aD  squares  loosen  a  3  by  8  ft  area  to  a  depth  of inches;  a  depth  of  8  in  is  suggested. 

Tboroly  mix  the  loose  material.  Carry  an  equal  amount  of  the  material  from  each 
such  point  to  a  central  point  and  intimately  mix  the  various  samples.  Not  less  than 
200  lb  of  material  must  be  mixed.  From  the  center  of  the  pile  of  mixed  material  fill 
a  container  and  label  for  shipment.  Where  the  material  occurs  as  a  substratum  sink 
no  leas  than  four  8  by  8  ft  pits  per  acre  or  smaller  area  to  intersect  the  material.  Re- 
move the  covering  and  sample  the  exposed  bed  as  for  a  local  sample  described  above. 

"How  to  Take  Class  2  Samples.  These  are  the  most  important  samples,  and 
should  be  taken  by  the  engineer  or  competent  inspector  while  work  is  in  progress. 
When  the  materials  have  been  spread  and  intimately  mixed  in  accordance  with  properly 
drawn  clauses  covering  methods  of  construction,  the  engineer  should  fill  a  container 
at  intervals  of  ... .  feet,  along  the  road,  and  also  at  such  other  points  as  his  judgment 
may  dictate,  where  evidence  of  unsatisfactory  mixing  is  apparent.  Intervals  of  600  ft 
are  suggested.  Very  prompt  examination  of  these  samples  should  be  made  in  order 
that  defects  of  composition  may  be  remedied  by  the  builder  before  consolidation  has 
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Field  Tests.  In  actual  road  construction,  it  is  not  always  possible  to 
make  a  long  laboratory  test  regarding  the  character  of  the  clay  and  sand, 
and  tests  very  often  have  to  be  made  in  the  field.  Rapid  and  very  satis- 
factory tests  can  be  made  as  follows:  Samples  of  the  available  clays  and 
sands  should  be  taken  and  mixtures  made  of  these,  varying  from  1  part 
sand  and  1  part  clay  to  6  parts  sand  and  1  part  clay.  These  mixtures  should 
be  worked  up  with  water  into  a  putty-like  mass,  and  then  rolled  into  small 
spheres  or  cones,  and  placed  in  the  sun  to  dry.  After  these  have  become 
tboroly  baked,  they  should  be  placed  in  a  flat  pan  and  enough  water  care- 
fully poured  into  the  pan  to  cover  them.  Care  should  be  taken  not  to 
pour  the  water  directly  on  the  samples.  It  will  be  noticed  that  some 
samples  will  break  down  almost  immediately,  while  others  break  down 
very  slowly.  These  latter  ones  will  represent  combinations  that  should 
give  good  results  as  road  surfacing  mixtures,  and  the  quantities  of  sand 
to  add  to  the  clay  can  be  determined  from  these. 

The  proportion  of  sand  and  clay  in  the  best  sand-clay  road  should  be 
such  that  there  is  just  a  sufficient  amount  of  clay,  and  no  more,  to  fill  the 
voids  between  the  grains  of  sand  when  these  grains  are  touching  each 
other.  The  clay  is  the  binder  that  is  to  hold  the  grains  of  sand  in  place 
and  there  should  not  be  any  more  than  is  sufficient  for  this  purpose.  If 
too  large  a  proportion  of  clay  is  used,  the  grains  of  sand  are  prevented 
from  touching  each  other  and  are  able  to  move  about  each  other  in  the 
mass  of  clay  so  that  the  resistance  of  the  mass  to  the  wearing  effect  of 
traffic  is  practically  no  more  than  if  the  road  was  composed  simply  of  clay. 
Water  is  also  able  to  act  upon  the  mass  of  clay  and  the  road  becomes  sticky 
and  muddy.  If  there  is  too  small  a  proportion  of  clay  used,  the  grains  of 
sand  are  not  cemented  tightly  together  and  the  road  disintegrates  very 
quickly  under  traffic  and  rain. 

The  exact  proportions  of  sand  and  clay  for  making  the  best  sand-clay 
road  can  not -be  stated,  as  the  proportions  vary  with  the  character  of  +Ua 
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sand,  according  to  its  sharpness,  percentage  of  foreign  material  arid  size 
of  grains.  One  simple  means  of  determining  the  theoretical  amount  of 
pure  clay,  which  should  be  added  to  any  sand  to  be  used  in  the  construction 
of  a  sand-clay  road,  is  to  fill  a  glass  tumbler  brimful  with  the  sand  that 
is  to  be  used;  then  fill  a  similar  tumbler  with  water;  pour  the  water  care- 
fully onto  the  sand  until  the  water  comes  flush  with  the  surface,  which 
will  mean  that  all  the  voids  between  the  grains  of  sand  are  filled  with  water. 
The  amount  of  water  that  has  been  poured  into  the  tumbler  containing 
the  sand  will  represent  the  proportion  by  volume  of  clay  that  it  is  necessary 
to  add  to  that  particular  sand  to  fill  all  the  voids  with  clay. 

Laboratory  Tests.  Clay  in  Sand-Clay  Mixtures  (26).  "The  following  method 
has  been  used  satisfactorily  in  determining  the  excess  of  clay  in  a  natural  sand-day 
mixture: 

1.  Measure  out  about  1000  cc  of  the  material  in  a  conical  graduate.  Tap  the  glass 
with  the  hand  for  a  few  minutes  and  record  the  amount. 

2.  Grind  the  measured  material  as  fine  as  possible  with  mortar  and  pestle.  Note: 
Road  traffic  will  provide  more  wear  than  this. 

8.  Wash  the  gravel  thoroly  in  shallow  pans  and  allow  it  to  dry.  Keep  the  water 
containing  the  day,  allow  it  to  settle  or  flocculate  it,  decant,  measure,  and  report  the 
reading. 

4.  Put  the  dry  washed  sand  in  the  flaring  graduate,  tap  firmly  with  the  hand,  and 
pour  from  a  measured  quantity  of  water  into  the  vessel,  permitting  it  to  run  slowly 
down  the  glass  on  one  side  until  the  voids  are  filled.  Label  the  material  and  record  the 
amount  of  water  used. 

5.  Compute  the  percentage  of  voids,  the  amount  of  excess  clay,  and  the  additional 
percentage  of  stream  sand  necessary  to  utilize  the  excess  clay. 

6.  Tabulate  results  as  follows: 


No.  of  Test 

Original 

Volume 

cc 

Clay 

Washed 

Out 

cc 

Sand 
Remain- 
ing 
cc 

Water 

Filling 

Voids 

cc 

Volume 

of 

Voids 

Percent 

Excess 

Clay 

cc 

Stream 

Sand 

Neees'y 

Percent 

4 

1200 

2100 

800 

1000 

380 
760 
263 
125 

800 

1220 

660 

806 

225 
452 
212 
248 

81.9 
87.0 
82.6 
80.2 

75 

308 

51 

0 

17.3 

10 

39.6 

11 

17.7 

12 

0.0 

These  samples  were  taken  from  various  levels  of  a  pit  in  a  decomposed  granite  at 
Chapel  Hill." 

First  Conference,  1917,  State  Highway  Engineers  and  Chemists  Method  for  Analyz- 
ing Soils.  "Dry  600  g  of  the  material  at  a  temperature  below  177°  C  (350°  F)  to 
constant  weight.  Gently  pulverise  to  break  down  soft  clods  or  manses,  but  not  to 
grind  or  break  hard  material  Pass  thru  a  10-mesh  sieve,  weigh  the  coarse  residue 
and  record  as  coarse  material.  Use  the  material  passing  the  10-mesh  sieve  as  the 
starting  point  of  a  percentage  analysis  as  follows:  Weigh  out  two  samples  of  50  g  of 
this  material  for  duplicate  analysis.  Place  each  in  a  wide  mouth  bottle,  5  to  6  cm 
diameter  and  about  12  to  15  cm  high.  Add  about  5  cc  of  dilute  ammonia  water  and 
about  200  cc  of  water.  Close  with  a  cork  or  glass  stopper  and  shake  thoroly  for  20  min . 
Allow  the  sample  to  settle  8  min,  and  decant  carefully  or  siphon  off  the  supernatant 
liquid  to  a  depth  of  8  cm  below  the  surface  of  the  liquid.  The  depth  of  the  liquid  in 
the  bottle  should  be  sufficient  to  leave  about  4  cm  below  the  point  of  siphoning.  Fill 
the  bottle  again  with  water,  shake  for  3  min,  allow  settlement  and  siphon  off,  as  before. 
Repeat  the  process  until  the  supernatant  liquid  is  clear.  Be  careful  to  wash  the  stopper 
and  neck  of  the  bottle  free  from  coarse  material  before  decanting.  The  washings 
drawn  off  may  be  collected  and  evaporated  to  dryness  for  direct  recovery  of  the  fine 
sediment  classed  as  clay.  Ordinarily  the  sediment  loss  or  clay  is  computed  as  difference. 
w—h  the  contents  of  the  bottle  cleanly  into  a  porcelain  evaporating  dish  and  carry 
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to  dryness  on  a  water  bath.  The  dried  residue  should  be  carefully  scraped  from  the 
dam  and  passed  thru  a  nest  of  20,  06,  100  and  200-mesh  sieves.  The  residue  retained 
on  each  sieve  is  weighed  and  recorded  as  sand  of  the  respective  sizes.  Their  sum 
constitutes  the  total  sand.  The  residue  passing  the  200-mesh  sieve  and  caught  in  the 
pen  is  weighed  and  recorded  as  silt.    Duplicate  samples  should  check  within  1%. 

L  The  coarse  material  should  be  examined  for  hardness  and  with  the  magnifying 
gJaas  to  Identify  its  character  as  quarts,  hard-iron  compounds,  feldspar,  schistose 
material  or  indurated  clay.  Hard  quarts  or  iron  gravels  are  valuable  in  themselves 
and  as  indicating  the  quality  of  the  finer  aggregate.  Feldspar,  mica  and  clay  nodules 
are  worthless,  and  indicate  that  the  accompanying  soil  is  poor  for  road  building. 

2.  The  sands  should  be  examined  with  the  magnifying  glass  for  identification  as 
and  for  the  presence  of  mica  scales  or  feldspar  needles.  If  mica  or  feldspar  is 
in  appreciable  amounts  the  sample  should  be  rejected. 

8.  When  the  day  is  recovered  by  evaporation,  it  can  be  examined  for  tenacity 
by  cementing  together  two  glass  plates,  each  1  in  wide  set  at  right  angles,  with  a  layer 
of  day  whose  thickness  is  fixed  by  a  fine  bent  wire  laid  between  the  plates.  The  moist 
day  covers  the  wire  on  one  plate  and  the  other  plate  is  squeezed  down  tightly  on  the 
wire.  After  drying,  the  one  plate  being  held  firmly  against  deats,  wire  slings  are  run 
symmetrically  from  the  ends  of  the  upper  plate  to  one  arm  of  a  beam  balance,  and 
the  tension  necessary  to  separate  the  plates  is  given  by  shot  or  weights  in  the  other 
pan  of  the  balance.  This  test  is  tedious  and  is  of  service  chiefly  on  low  grade  samples 
which  are  of  doubtful  efficiency,  but  which  represent  the  only  available  material  for 
local  construction. 

4.  Approximate  tests  for  tenadty  of  mixture  can  be  made  as  follows:  Make  cyl- 
inders from  the  material  passing  the  10-mesh  sieve,  25  by  26  mm.  The  material  is 
worked  into  a  stiff  mud,  and  molded  under  132  kg  per  sq  cm  pressure.  Dry  thoroly 
at  100°  C  (212°  F)  and  break  by  the  small  Pagejmpact  machine  using  a  1  kg  hammer 
and  1  em  drop.  Record  the  number  of  strokes  as  the  relative  measure  of  tenadty. 
Mix  50  g  of  the  material  passing  the  10-mesh  sieve  with  ....  grams  of  water  and  knead 
with  the  hands  into  a  spherical  ball.  Measure  the  diameter.  Let  this  ball  drop  from  a 
height  of  ... .  centimeters  on  a  flat  slab.  Measure  and  record  the  reduction  in  diameter 
and  tramine  the  surface  for  cracks.  Usually  the  plastic  character  and  adhesiveness 
of  a  good  road  soil  can  be  judged  by  the  feeling  of  the  mud  made  from  this  material, 
its  adherence  to  the  hands,  and  its  stretch  under  light  pulling/ 
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First  Conference,  ltlT,  State  Highway  Engineers  and  Chemists  Specifications. 
"The  terms,  day,  silt,  and  coarse  material,  used  in  this  specification,  are  defined  as 
I        follows: 

Clay,  material  separated  by  subsidence  thru  water  and  possessing  plastic  or 
j  adhesive  properties,  generally  below  0.01  mm  diameter. 

j  Silt,  fine  material,  other  than  day,  which  passes  a  200-mesh  sieve,  generally  from 

0.07  to  0.01  mm  diameter. 
Sand,  hard  material,  usually  silidous,  which  pssson  a  10-mesh  sieve  and  is  retained 

on  a  200-mesh  sieve,  generally  from  1.85  to  0.07  mm  diameter. 
Coarse  material,  hard  material  of  gravelly  nature,  retained  on  10-mesh  sieve,  that 
is  more  than  1.85  mm  diameter. 
"Physical  Properties  Coabsb  Material.    The  coarse  material,  if  any,  of  the 
aggregate,  shall  consist  of  hard,  silidous  material,  free  from  feldspar,  mica,  schist, 
hard-pan,  or  other  soft,  friable  material,  in  excess  of  5%. 

"Mechanical  Analysis  op  Material  Passing  10-mesh  Sieve.  The  material 
which  will  pass  a  10-mesh  sieve,  when  subjected  to  mechanical  analysis,  shall  meet  the 
following  requirements: 

Clay %  to  ...%. 

Silt %  to  ...  % . 

Total  sand %  to  ...%. 

Sand  retained  on  60-mesh  sieve %  to  ...  %. 

"Notes.  To  cover  the  range  of  materials  adaptable  for  road  construction,  it  is 
i  recommended  that  roads  of  these  types  be  divided  into  three  dasses,  designated, 
!        Hard  or  Class  A,  Medium  or  Class  B,  and  Soft  or  Class  C,  according  to  the  mechanical 
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analysis  of  the  material  which  is  to  be  specified  for  use.    The  Uniting 
the  constituents  suggested  for  the  three  rlisnns  are  as  follows: 


Sect.  0 
of 


Clay 

sat 

Total  sand 

Sand  retained  on  60-mesh 


Hard  or 
Class  A 


9  to  16% 

6  to  16% 

66  to  80% 

46  to  60% 


Medium  or 
Class  B 


15  to  26% 
10  to  20% 
W.to  70% 

80  to  45% 


Soft  or 
Class  C 


10  to  26< 
10  to  20' 
55  to  80^ 

15  to  80%' 


CONSTRUCTION 
&    Fundamental  Principles  of  Construction 

In  the  construction  of  a  topeoil  or  sand-clay  road,  then  are  certain 
fundamental  principles  that  must  be  kept  constantly  in  mind: 

1.  That  it  is  necessary  to  secure  a  natural  soil  or  to  make  an  artificial 
mixture  of  the  right  composition. 

2.  That  a  sufficient  quantity  of  the  material  should  be  deposited  in  one 
layer,  if  it  is  topsoil,  and  to  have  one  thick  layer  of  the  mixed  materials 
before  any  traffic  goes  over  it. 

3.  That  the  materials  must  be  thoroly  mixed  together  before  consolidation 
is  attempted. 

4.  That  in  packing  this  material,  it  should  start  from  the  bottom  upwards. 

5.  That  during  packing  the  road  should  be  watched  carefully  so  that 
all  depressions  can  be  filled  up,  and  that  by  the  constant  use  of  the  road 
machine  the  proper  shape  and  crown  can  be  maintained. 

6.  That  it  is  absolutely  necessary  for  the  materials  to  be  thoroly  puddled 
before  they  will  cement  satisfactorily. 

While  it  may  not  be  possible  in  all  cases  to  carry  out  the  above  com- 
pletely, yet  it  must  be  realised  that  this  must  be  done  if  the  beet  results 
are  to  be  obtained. 

9.    Construction  of  Earth  Roads 

For  many  generations  to  come  it  will  be  impossible  for  many  com- 
munities to  surface  all  of  their  public  roads;  this  means  that  there  will  be 
many  miles  of  earth  road  to  be  constructed  and  maintained.  These  earth 
roads  will  not  have  very  severe  traffic  as  they  will  represent  largely  second- 
ary roads.  When  properly  constructed,  the  earth  road  can,  by  systematic 
maintenance,  be  kept  in  good  condition  during  all  periods  of  the  year  which 
are  free  from  freezing  and  thawing.  The  same  principles  regarding  selection 
and  grading  should  apply  to  the  earth  road  as  to  the  roads_that  are  to  be 
surfaced.  This  is  especially  true  in  those  sections  where  roads  are  being 
constructed  which  are  to  be  utilised  as  earth  roads  for  a  certain  length  of  time 
with  the  expectation,  at  the  end  of  such  time,  of  surfacing  them.  The 
earth  road  is  much  more  susceptible  to  damage  by  water  than  any  other 
road,  and  more  vigilance  is  necessary  to  keep  the  water  off  the  road-bed. 
Therefore,  in  constructing  the  earth  road  the  crown  of  the  road  is  usually 
somewhat  steeper  than  in  other  types  of  road.  The  slope  from  the  center 
to  the  side  ditches  should  be  from  1  to  12,  to  1  to  20.  In  grading  the  earth 
road,  if  there  are  any  grades  over  4^%,  it  will  be  necessary  to  construct 
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across  the  surface  of  the  road  a  V-shaped  surface  ditch  to  turn  the  water 
off  the  surface  of  the  road,  for  unless  this  is  done  the  water  will  run  down 
the  road,  following  any  depressions  made  by  the  wheels  of  traffic. 

U.  S.  O.  P.  R.  Method  (16).  "The  work  of  constructing  an  earth  road,  after  the 
general  location  and  design  have  been  decided  upon,  may  be  separated  into  six  more 
or  kas  distinct  operations,  as  follows:  (1)  The  work  is  staked  out  in  accordance  with 
previously  prepared  plans;  (2)  the  right-of-way  is  cleared  of  all  .trees,  brush,  stumps, 
etc,  which  would  interfere  in  any  way  with  the  work;  (3)  all  necessary  bridges,  culverts, 
drains,  and  other  structures  which  extend  under  the  road  surface  are  constructed  in 
accordance  with  proper  designs;  (4)  the  road-bed  is  brought  to  the  required  width 
and  grade  by  making  excavations  and  constructing  embankments;  (5)  the  surface  is 
finished  to  the  required  cross-section  and  so  maintained  until  compacted  thoroly; 
(6)  all  necessary  outlet  ditches,  gutters,  guard  rails,  fences,  etc,  are  constructed  in 
accordance  with  the  plans. 

"Grading.  The  grading  of  an  earth  road  Includes  all  excavating,  hauling,  and 
filling  necessary  in  constructing  the  road-bed  slopes,  side  ditches,  etc,  and  usually  is 
by  far  the  largest  item  of  work  connected  with  earth-road  construction*  The  most 
economical  methods  and  machinery  to  employ  in  grading  a  particular  road  depend 
on  the  character  and  amount  of  the  work  to  be  done.  Where,  for  example,  the  grade 
sad  cross-section  of  the  road  follow  closely  the  original  ground  surface  most  of  the 
necessary  grading  usually  may  be  done  witR  a  grading  machine.  In  the  case  of  em- 
bankments, built  up  with  material  from  borrow  pits  along  the  sides  of  the  road,  an 
elevating  grader  frequently  may  be  used  to  advantage.  If  material  must  be  moved 
longitudinally  along  the  road  from  cuts  to  fills  in  order  to  bring  the  surface  of  the  road 
to  the  required  grade,  the  work  usually  must  be  done  either  with  scrapers  or  dump 
wagons.  Where  a  considerable  volume  of  material  is  to  be  excavated  in  a  relatively 
short  distance  a  small  steam  shovel  with  dump-wagon  equipment  sometimes  may  be 
employed  economically. 

"The  method  of  operating  a  grading  machine  necessarily  will  have  to  be  modified 
at  times  in  order  to  meet  special  conditions.  Where,  for  example,  the  ditch  area  is 
covered  with  heavy  sod  or  contains  a  number  of  large  roots,  it  may  be  very  desirable 
to  plow  this  area  and  cut  the  roots  with  an  ax  before  using  the  grading  machine.  If 
tins  is  done  the  plow  furrows  should  be  turned  toward  the  center  of  the  road  and  the 
fine  of  the  initial  furrows  should  be  controlled  by  two  rows  of  stakes.  If  the  sod  is 
very  tenacious  it  should  be  harrowed  with  a  disk  harrow  ahead  of  the  grading  machine, 
and  after  the  material  has  been  moved  over  toward  the  center  of  the  road  the  lumps 
of  sod  should  be  thrown  out.  A  method  sometimes  followed  is  to  skim  off  the  sod, 
by  means  of  hand  shovels,  ahead  of  the  grading  machine,  but  this  method  is  expensive 
and  seldom  justified.  Whether  or  not  it  is  necessary  to  contend  with  any  considerable 
quantity  of  sod,  the  use  of  a  disk  harrow  usually  will  prove  helpful  in  securing  a  smooth 
uniform  road  surface  with  the  grading  machine.  In  general  it  is  sufficient  to  give 
the  loosened  material  a  thoro  harrowing  after  the  road  has  been  brought  approximately 
to  its  required  shape,  but  before  the  final  shaping  is  done.  Where  continuous  long 
stretches  of  road  are  to  be  graded  with  grading  machines,  it  frequently  is  economical 
to  substitute  a  traction  engine  for  the  teams  and  to  employ  two  machines.  Where  this 
is  done  the  first  machine  is  connected  immediately  behind  the  tractor,  either  directly 
behind  or  to  one  side,  as  the  conditions  require,  and  the  second  machine  is  connected 
behind  and  to  one  side  of  the  first.  Otherwise  the  method  of  operation  is  not  essentially 
different  from  that  already  described.  The  rate  at  which  a  road  can  be  graded  up 
with  aggrading  machine  varies  to  a  great  extent,  and  depends  largely  on  the  character 
of  the  soil.  Where  the  original  cross-section  of  the  ground  is  approximately  level, 
and  the  soil  conditions  not  unfavorable,  a  grading  machine  drawn  by  six  well-trained 
hones  should  cut  out  the  side  ditches  and  shape  the  road  in  from  20  to  85  round  trips. 
Allowing  for  a  reasonable  amount  of  lost  time,  the  rate  at  which  the  team  travels 
sbould  average  from  1H  to  2  miles  per  hr,  and  under  the  circumstances  assumed  above, 
the  length  of  road  graded  per  day  should  average  not  less  than  H  mile.  Such  favor- 
able conditions  seldom  are  found  for  any  considerable  stretch  of  road,  except  In  the 
prairie  sections  of  the  Middle  West,  and  the  average  rate  of  grading  with  a  grading 
■wfrinr  is,  therefore,  much  less  than  \i  mile  of  road  per  day. 

"Finishing  the  SURPACB.    No  matter  how  the  grading  of  an  earth  road  may  N* 
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accomplished  it  usually  is  economical  to  bring  the  road  surface  to  ita  final  shape  by 
means  of  a  grading  machine.  In  making  excavations  it  is  not  generally  considered 
practicable  to  form  the  crown  and  side  ditches  with  scrapers  or  hand  tools  alone,  and 
the  cross-section  is,  therefore,  frequently  left  approximately  flat  The  grading  machine 
is  then  used  to  produce  the  required  cross-section.  After  the  road  has  been  finished 
with  the  grading  machine,  it  should  be  given  frequent  attention  until  the  embankments 
have  finished  settling  and  the  surface  has  become  thoroly  compacted  by  the  action  of 
traffic.  Generally  a  period  of  several  months  should  elapse  after  a  road  is  graded 
before  it  is  considered  complete,  and  such  settlements  and  irregularities  as  develop 
during  this  period  should  be  corrected  by  the  use  of  either  a  grading  machine  or  a 
road  drag." 

Iowa  Standards  and  Methods  (5).  "Cross-Section.  Crown.  Ample  side 
ditches  are  necessary  for  removing  rainfall  and  water  from  melting  snow.  The  amount 
of  slope  that  can  be  given  to  the  cross-section  of  the  traveled  way  is  limited  by  con- 
siderations of  the  safety  and  comfort  of  those  who  travel  the  road,  and  should 
not  exceed  about  1  in  per  ft.  When  the  circular  arc  cross-section  is  used,  the  slope 
increases  from  the  middle  of  the  road  to  the  ditch  line,  as  is  proper.  It  has  frequently 
been  stated  that  the  cross  slope  should  be  greater  on  hills  than  on  the  level,  and  while 
that  is  desirable  from  the  standpoint  of  drainage,  it  is  exceedingly  undesirable  from 
the  standpoint  of  safety,  whether  the  traffic  be  made  up  of  motor  vehicles  or  horse- 
drawn  vehicles.  The  tendency  to  slide  is  greater  on  hillsides  than  on  the  level,  and 
the  results  of  skidding  or  sliding  to  the  ditch  much  mere  aggravating. 

"Width  of  Traveled  Way.  For  slow  moving  vehicles  a  comparatively  narrow  track 
is  all  that  is  necessary,  but  for  mixed  traffic,  a  part  of  which  moves  at  relatively  high 
speed,  plenty  of  room  is  desirable;  and  such  traffic  is  encountered  on  most  of  our 
country  roads.  For  first-class  roads,  the  traveled  way  should  not  be  less  than  24  ft 
wide,  and  for  secondary  roads,  not  less  than  20  ft  wide.  The  roadway  should  have  a 
circular  arc  cross-section  with  a  crown  of  an  average  of  1  in  per  ft  from  the  center 
line  to  the  shoulder  line. 

"Ditches.  Beyond  the  shoulder  line  the  ditch  should  have  a  width  great  enough 
to  give  an  easy  slope  from  the  shoulder  tine  to  the  bottom  of  the  ditch.  Safety  demands 
that  this  slope  be  such  that  in  an  emergency  a  vehicle  might  turn  out  into  the  ditch 
without  danger  of  overturning.  The  minimum  width  of  ditch  should  be  about  6  ft, 
with  a  back  slope  of  1}£  on  1,  but  with  some  soils  it  may  be  1  on  1,  or  as  steep  as  the 
soil  will  stand.  Besides  fulfilling  the  considerations  before  mentioned,  the  type  of 
cross-section  adopted  should  be  one  that  can  be  readily  constructed  with  ordinary 
earth-working  machinery.  For  that  reason,  the  V-section  should  be  used  for  the 
ditch  rather  than  the  trapezoidal  section.  The  rate  of  grade  at  which  it  is  desirable 
to  change  the  size  of  ditch  is  a  matter  of  judgment  and  experience,  but  it  is  believed 
that  for  grades  up  to  2%  there  should  be  little  change,  particularly  if  there  is  any 
snowfall  to  be  considered.  Above  2%  the  ditch  may  be  of  somewhat  less  capacity 
than  for  lighter  grades.  A  still  further  reduction  in  the  ditch  capacity  may  be  made 
at  about  the  grade  where  erosion  begins;  and  usually  for  permanent  construction  the 
ditch  is  paved,  or  erosion  prevented  by  lateral  dams  or  check  weirs  such  as  are  used 
in  irrigation  ditches.  Erosion  usually  begins  with  grades  of  about  4%,  altho  this  is 
exceedingly  variable,  dependent  upon  the  type  of  soil. 

"Iowa  Standards.  The  cross-sections  used  by  the  Iowa  Highway  Comm.  are 
shown  in  Fig.  1  and  illustrate  the  general  application  of  the  principles  enumerated 
above.  Finally,  the  cross-section  should  be  so  designed  that  when  the  road  is  surfaced 
with  macadam,  concrete,  brick,  or  other  hard  material,  no  great  amount  of  earthwork 
will  be  necessary  to  prepare  the  earth  foundation  for  the  hard  surface.  It  is  desirable 
to  have  a  little  excess  crown  in  the  earth  road  so  that  by  the  time  enough  material 
has  been  removed  to  true  up  the  foundation  the  crown  will  have  been  reduced  to  the 
proper  amount  for  the  hard  surface. 

"Profiles.    One  of  the  most  troublesome  problems  in  the  design  of  earth  roads 

is  encountered  when  the  grade  line  is  being  established.     Where  existing  grades  exceed 

8%,  and  they  are  often  as  great  as  5  or  6%,  it  is  usually  not  difficult  to  determine  Just 

hrai>  n\uch  to  change  grades,  and  the  official,  with  whom  the  engineer  must  deal,  will 

•imost  any  reasonable  change.     But  in  rolling  country  the  profile  of  the  road 

ssion  of  knolls  with  none  of  the  grades  exceeding  2  or  3%,  and  it  is  often 

convince  non-technical  boards  that  any  change  in  the  profile  of  such  a 
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road  is  economical.  On  such  roads  the  difference  in  elevation  between  the  two  ends 
of  a  mile  of  road  may  be  only  a  few  feet,  yet  a  vehicle  may  have  traveled  a  vertical 
distance  of  four  or  five  times  that  amount  in  the  mile.  If  any  saving  in  this  latter 
expenditure  of  energy1  can  be  made  it  is  a  saving  which  goes  on  for  all  time;  and  a 
community  could  more  rationally  issue  long-term  bonds  for  grade  reduction  than  for 
any  other  form  of  road  improvement. 

**  Limiting  Grades-  The  maximum  grade  should  not  exceed  4%  but  in  exceptional 
cases  it  may  be  as  great  as  6%.  If  a  grade  of  6%  or  less  cannot  be  secured,  the  pos- 
sibility of  relocation  should  be  investigated,  and  if  feasible,  a  recommendation  for 
relocation  should  be  made. 

"Alignment.  If  a  grade  of  3%  or  greater,  is  more  than  400  ft  long,  there  should 
be  a  level  section  25  ft  long  introduced  at  approximately  the  half-way  point.  If  there 
is  a  deflection  of  more  than  60°  in  alignment  on  a  grade  of  3%  or  greater,  considerations 
of  safety  demand  that  the  grade  line  be  made  level  for  the  length  of  the  curve. 

"Grade  Crossings.  At  railroad  crossings  the  grade  line  should  be  a  straight  line 
across  rail  heads  for  33  ft  on  each  side  of  the  middle  of  the  track,  and  should  be  con- 
nected with  the  grade  line  beyond  by  suitable  curves. 

"Verticle  Curves.  At  breaks  in  the  grade  line  the  transition  should  be  made  by 
means  of  a  circular  arc,  tangent  to  the  two  sections  of  grade  line  and  having  a  length 
m  feet  of  approximately  26  times  the  algebraic  difference  in  grade  of  the  two  sections. 

"Grade  Reduction.  It  is  desirable  to  reduce  the  total  vertical  rise  to  as  low  an 
amount  per  mile  as  practical  As  a  guide  it  may  be  assumed  that  it  pays  to  move 
from  100  to  160  cu  yd  of  earth  to  make,  a  reduction  in  grade  amounting  to  1  ft  per 
■ale.  Thin  allowance  may  be  increased  if  heavy  grading  is  necessary  on  part  of  the 
ewe  to  bring  the  profile  to  the  limiting  grade.  Short,  sharp  undulations  in  the  grade 
ine  should  be  eliminated  as  far  as  possible.  Safety  should  be  an  important  considera- 
tion and  a  dear  view  should  always  be  possible  at  a  distance  of  at  least  260  ft  Any 
grade  hne  that  precludes  this  should  be  revised. 

"Use  or  the  Elevating  Grader.  If  a  road  is  designed  in  accordance  with  the 
above  principles  particularly  as  regards  cross-sections,  the  elevating  grader  can  be 
used  to  good  advantage  in  the  construction.  In  general,  the  work  to  be  done  consists 
in  rounding  up  the  traveled  portion  of  the  road  with  material  obtained  from  the  side 
ditches.  The  best  results  will  be  obtained  in  flat  country  or  slightly  rolling  country, 
where  sections  of  a  mile  or  more  in  length  can  be  constructed  at  one  time,  thus  obviating 
frequent  turning  of  the  outfit. 

"Classes  op  Road  Work  for  Elbvattng  Gradrr.  There  are  the  three  following 
rliissrw  of  roads  encountered  in  the  various  counties  in  Iowa  where  the  elevating  grader 
has  proven  satisfactory: 

1.  Roads  practically  level  where  the  new  grade  line  is  parallel  to  the  profile  on  the 
old  road,  there  being  only  a  few  knolls  to  be  removed. 

2.  Roads  on  which  there  are  a  succession  of  knolls  and  consequently  a  succession 
•f  cuts  and  fills  most  of  which  do  not  exceed  about  2  ft  in  depth. 

S.  Roads  where  extensive  grade  reduction  work  must  be  done. 

"Grader  Outfits.  The  outfit  necessary  for  roads  of  Class  1  consists  of  the  elevat- 
ing grader  drawn  by  6  or  8  teams  or  by  a  tractor,  a  blade  grader,  a  few  slips  or  wheelers, 
a  heavy  disk  harrow,  a  heavy  straight-tooth  harrow,  and  a  split  log  or  plank  drag. 
If  a  roller  is  also  available  a  better  road  can  be  constructed  than  is  possible  without 
it    For  roads  of  Classes  2  and  3,  a  number  of  dump  wagons  are  also  necessary. 

"Construction  AIethodb.  In  starting  the  construction  the  first  cut  is  taken  at 
the  shoulder  line,  and  the  material  thus  removed  is  deposited  near  the  shoulder  line 
of  the  opposite  side  of  the  road,  but,  of  course,  in  the  roadway.  Stakes  are  set  for  the 
first  cut  so  that  the  driver  can  follow  them  conveniently.  If  the  outfit  is  horse-drawn, 
the  stakes  are  set  so  that  the  tongue  of  the  elevating  grader  will  follow  them.  If  the 
grader  is  drawn  by  a  tractor,  they  are  set  so  that  the  front  wheel  on  the  steering  side 
will  follow  them.  The  exact  distance  of  these  stakes  from  the  line  of  the  cut  will  vary 
somewhat  with  the  type  of  elevating  grader  used  and  must  be  determined  before  the 
•takes  are  set.  The  first  cut  is  a  light  one  and  usually  one  horse  of  the  lead  team 
follows  this  first  furrow  and  thereby  guides  the  grader  in  making  the  succeeding  cut. 
If  the  grader  is  drawn  by  a  tractor,  a  side  hitch  is  used  so  that  the  tractor  travels  on 
the  land  side,  and  a  plumb  bob  is  hung  from  the  tractor  in  such  a  position  that  it  will 
follow  the  farrow  and  thus  serve  to  assist  the  driver  in  steering. 
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"On  roads  of  Class  1,  the  successive  rounds  of  tie  elevating  grader  are  made 
without  reference  to  the  slight  knolls  that  occur;  and  the  material  deposited  on  the 
roadway  on  top  of  the  knolls  is  hauled  away  by  slips  or  wheelers,  while  the  elevating 
grader  is  completing  its  round.  A  suitable  adjustment  of  the  working  forces  can  be 
made  so  that  the  slips  or  wheelers  can  be  kept  up  with  the  grader. 

"On  roads  of  Class  2,  teams  with  dump-wagons  follow  the  elevating  grader,  load- 
ing where  cuts  are  to  be  made  and  dumping  the  materials  In  the  fills,  the  elevating 
grader  continuing  its  rounds  and  depositing  directly  on  the  road  in  the  low  places. 
Here  again  a  suitable  adjustment  of  working  forces  must  be  made  so  that  the  elevating 
grader  will  not  have  to  wait  on  the  wagons.  It  is  more  economical,  however,  to  con- 
struct a  mile  or  more  of  road  at  a  time  than  it  is  to  turn  the  elevating  grader  constantly, 
as  would  be  necessary  if  each  cut  were  completed  by  itself. 

"On  roads  of  Class  3,  the  elevating  grader  is  simply  used  as  a  loader  for  the  wagons, 
.  and  each  cut  is  completed  by  itself.    The  economy  of  the  grader  in  this  case  depends 
upon  the  steepness  of  the  grade  and  the  room  for  maneuvering. 

"As  the  elevating  grader  makes  successive  rounds  it  gets  farther  away  from  the 
center  of  the  road  and,  consequently,  when  it  is  at  the  deepest  part  of  the  ditch  where 
the  heaviest  cutting  is  being  done  the  earth  is  deposited  in  the  middle  of  the  road, 
where  the  greatest  filling  is  necessary  to  give  the  crown.  The  material  deposited  on 
the  roadway  will  consist  of  many  large  lumps  as  well  as  of  sods  and  fine  material.  To 
work  this  material  down  to  a  surface  that  can  be  traveled,  the  clods  and  sods  must 
be  broken  up  with  a  disk  harrow  until  small  enough  to  form  a  satisfactory  surface. 
Often  the  sods  and  weeds  are  collected  by  harrowing  with  a  stiff-tooth  harrow  and 
thrown  out  with  pitchforks.  To  bring  the  surface  to  its  final  shape  a  few  rounds  must 
be  made  with  a  blade  grader.  Then,  after  the  first  rain,  the  surface  is  smoothed  with 
a  road  drag  and  when  partially  dry,  rolled.  Constant  dragging  is  necessary  during 
the  first  year  to  keep  the  road  in  shape,  while  it  is  becoming  compacted  by  traffic 

"Cost  Data.  The  cost  of  constructing  earth  roads  by  this  method  varies  from 
about  $100  per  mile  for  Class  1  roads,  to  $250  per  mile  for  Class  2;  while  the  cost 
of  Class  3  is  an  exceedingly  variable  quantity,  as  is  apparent  from  the  nature  of  the 
work.  As  an  average  of  the  work  done  by  some  of  the  well  organized  counties  $150 
per  mile  may  be  taken.  The  cost  of  the  elevating  grader  outfit  is  from  $4000  to  $5000, 
depending  upon  its  size  and  the  number  of  accessories  used.  To  secure  economical 
construction  requires  experienced  supervision  and  proper  working  conditions,  but 
when  these  are  had,  the  use  of  the  elevating  grader  is  one  of  the  most  economical 
methods  of  earthroad  construction.  In  general,  it  is  not  suitable  for  any  unit  smaller 
than  a  county,  because  of  the  cost  of  the  outfit  and  the  mileage  of  work  which  must  be 
done  yearly  to  make  it  pay." 

Specifications  of  the  Virginia  State  Highway  Commission  for  soil  roads  are  as  follows: 
"Material  to  be  used  in  surfacing  the  road  is  to  be  furnished  by  the  county  in  beds, 
the  contractor  to  throw-out  all  stones  over  3  in  in  diameter. 

"The  road-bed  between  the  ditches  shall  be  dressed  to  a  reasonably  true  and  uniform 
surface  before  the  soil  is  applied.  t 

"The  contractor  is  to  dig,  cart  and  place  upon  the  road  in  accordance  with  the' 
specifications,  the  soil  selected,  and  use  no  other.  Should  any  other  material  be  used, 
he  is  to  remove  same  at  his  own  expense.  When  directed  by  the  Engineer,  the  con- 
tractor shall  mix  the  soil  with  plow,  disc  and  spike  tooth  harrows,  or  other  satisfactory 
means  until  the  surfacing  material  is  of  uniform  texture.  He  will  be  paid  for  such 
work  at  the  price  per  square  yard  set  forth  in  the  annexed  proposal 

"The  soil,  when  completed,  shall  be  10  in  in  thickness  in  the  center,  tapering  to  3  in 

feet  from  the  center,  except  in  cases  where  in  the  opinion  of  the  Engineer  in 

charge  of  the  work  these  thicknesses  should  be  increased  or  diminished.     The  surface 

roadway  to  be feet  in  width.     Should  any  depressions  appear,  they  are  to  be 

carefully  filled  with  soil,  so  that  the  finished  road  will  conform  to  the  cross-section 
specified.  The  contractor  shall  maintain  the  roadway  by  use  of  a  road  machine,  or 
other  means  satisfactory  to  the  Engineer  in  charge  of  the  work,  true  to  the  croas- 
section  specified,  until  final  acceptance  as  herein  provided. 

"All  soil  shall  be  placed  as  directed  by  the  Engineer  within  1000  ft  haul  and  an  allow- 

~  -»  of  1  cent  per  cu  yd  per  100  ft  will  be  made  for  overhaul  in  excess  of  1000  ft.     The 

rctor  shall  be  paid  by  the  cubic  yard,  measured  on  the  road,  deducting  33.3% 

measured  loose.     Material  measured  after  it  has  been  thoroly  wet,  reshaped. 
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•st  and  thoroly  dry,  in  the  opinion  of  the  Engineer  in  charge  of  the  work,  and  has 
beat  subjected  to  the  ordinary  traffic  for  80  days,  shall  be  termed  compacted.  It  is 
optional  with  the  Engineer  in  charge  of  the  work  as  to  whether  material  shall  be  meas- 
ored  loose  or  compacted." 

10,    Construction  of  Sand-Clay  Roads 

The  general  proposition  of  constructing  sand-clay  and  topsoil  roads  has 
seemed  so  simple  that  the  proper  attention  has  not  been  given  to  the  selec- 
tion of  materials  and  the  construction  work  has  not  been  done  as  thoroly 
as  it  should  have  been;  consequently,  many  mixtures  have  been  made 
and  many  natural  soils  used  that  have  not  given  well  surfaced  roads,  with 
the  result  that  in  many  localities  this  type  of  surfaced  road  has  been  con- 
demned. There  is  no  reason  why  such  errors  should  occur,  as  they  can 
readily  be  avoided  by  a  field  examination  of  the  soils,  and  when  such  results 
are  at  all  doubtful,  a  laboratory  test  should  follow  which  will  give  definite 
information  regarding  whether  the  material  will  or  will  not  give  good 
results  when  used  for  a  road  surfacing  material.  A  great  deal  depends 
on  the  personal  equation  of  the  man  in  charge  of  the  selecting  of  the  road 
materials,  and  also  on  the  personal  equation  of  the  man  in  charge  of  the 
construction  work. 

Drainage.  The  thoro  drainage  of  a  sand-clay  or  topsoil  road  is  most 
essential.  Where  the  subsoil  is  a  sand  it  usually  affords  a  satisfactory 
natural  drainage,  especially  where  there  is  considerable  depth  to  the  sand 
sad  usually  the  crown  of 
the  road  is  all  the  drainage 
required.  It  is  necessary, 
however,  in  all  cases  that 
the  water  be  taken  out  of 
the  side  ditches  just  as 
rapidly  as  possible,  so  that 
there  will  be  no  tendency 
for  the  water  to  seep  back 
under  the  surfaced  portion 
or  to  be  drawn  toward  it 
by  capillary  attraction. 

Location.  It  is  very  es- 
sential that  a  sand-clay  or 
topsoil  road  should  be  so 
located  that  it  can  have 
at  least  several  hours  of 
sunshine  on  the  surface  of 
the  road  each  day.  If  a  road  is  located  on  the  southern  or  western  exposure 
of  hillsides  it  will  readily  obtain  a  sufficient  amount  of  sunshine  unless  the 
trees  and  brush  are  permitted  to  grow  too  close  to  the  road.  Care  should 
be  taken  in  every  case  that  underbrush  and  trees  are  removed  a  sufficient 
distance  to  permit  the  sun's  rays  to  strike  the  surface  of  the  road  and 
in  quickly  drying  it  out  after  a  rain. 

with  Topsoil.  In  preparing  the  grade  to  receive  the  topsoil 
surfacing  material,  it  should  be  left  practically  flat  and  no  ditch  excavated. 
The  topeoil  should  then  be  spread  on  the  grade  to  a  depth  of  10  or  12  in 
in  the  center  of  the  portion  to  be  surfaced.  If  this  is  16  ft  wide,  the  surfacing 
material  should  be  spread  to  a  depth  of  at  least  5  or  6  in  on  the  outside 
of  this  width.     This  will  compact  to  about  two-thirds  of  the  thickness  of 
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the  loose  material.  Thus  the  compact  road  would  have  a  depth  of  7  oi 
8  in  in  the  center  and  3  ^  to  4  in  on  the  edges,  which  would  make  a  crown 
of  Yi  in  per  ft.  After  the  surfacing  material  has  been  laid,  the  ditches 
should  be  constructed  and  the  material  obtained  from  these  should  be 
thrown  up  to  form  the  shoulders  against  the  surfacing  material. 

As  the  surface  compacts,  it  can  readily  be  brought  into  shape  with  the 
drag,  so  that  it  has  an  even  crown  from  the  center  of  the  road  to  the  ditches. 
This  method  of  construction  is  illustrated  in  Fig.  3.  Whether  the  material 
excavated  from  the  ditch  will  balance  the  fill,  necessary  to  make  the 
shoulder  and  give  the  right  slope  from  this  to  the  ditch,  will  depend  upon 

the  width  of  the  surface 
portions  and  the  total 
width  of  the  road.  Thus 
it  may  be  necessary  to 
borrow  a  certain  amount 
of  material  to  complete 
the  fill;  or  to  excavate 
the  center  of  the  road 
sufficiently  to  compen- 
sate the  addition  of  the 
topsoil.  This  would  be 
necessary  where  the  grade 
has  been  made  by  side- 
hill  cutting.  This  is  illus- 
trated in  Fig.  4. 

Many  mistakes  have 
been  made  in  topsoil  sur- 
facing in  trying  to  use 
too  thin  layers  of  surfac- 
ing material.  Many  such 
roads  have  been  made 
where  the  topsoil  has  only 
been  laid  to  a  depth  of  4 
or  5  in,  which,  when  it 
becomes  compact,  is  only 
about  2  H  to  3  ^  in  thick. 
This  is  merely  a  crust  over  the  subsoil  and  it  is  easily  broken  and  cut  thru, 
this  being  especially  true  when  the  traffic  is  at  all  heavy.  All  topsoil  roads 
soften  a  little  under  excessive  rain  and  this,  according  to  the  material  used 
and  method  of  construction,  may  extend  to  a  depth  of  l£  in  and  occasionally 
1  in;  but,  where  the  road  has  been  constructed  to  a  reasonable  thickness 
it  is  readily  brought  back  into  shape  after  a  rain  by  means  of  the  drag.  If' 
however,  the  surfacing  material  is  thin,  it  is  very  apt  to  break  thru  dur- 
ing excessive  rains,  and  then  the  travel  brings  up  the  clay  from  the  subsoil 
and  the  surfacing  material  is  soon  ruined.  The  thickness  of  the  topsoil  is 
partially  dependent  upon  the  character  of  the  subsoil  and,  while  10  in  is 
advocated  as  a  general  rule,  it  is  desirable  to  increase  the  thickness  even  to 
14  in  when  the  subsoil  is  very  micaceous  or  of  a  silty  character. 

Too  much  consideration  cannot  be  given  to  the  importance  of  depositing 

the  topsoil  on  the  road  in  such  a  manner  that  it  will  compact  as  one  layer. 

This  is   absolutely  necessary   to   obtain  the   best  results.     The   required 

-an  perhaps  be  best  deposited  on  the  grade  by  means  of  a  spreader. 

not  used  and  the  topsoil  is  deposited  on  the  road  by  means  of 
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Completed  8and-ClAyRoad 
Fig.  4.    Steps  in  Preparation  of  Sand-Clay  Road 
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wheel  scrapers,  dump  wagons,  or  otherwise,  it  should  be  immediately 
shovelled  and  raked  into  position,  so  that  just  as  soon  as  travel  begins 
to  go  over  it  the  material  will  be  compacted  as  one  layer  from  the  bottom 
upwards.  The  running  of  a  plow  thru  the  topsoil  after  it  is  spread  and 
then  harrowing  it  will  benefit  the  resulting  surface  very  materially,  as  it 
makes  a  more  even,  homogeneous  layer  and  overcomes  the  uneven  packing 
that  otherwise  would  take  place,  due  to  the  dumping  of  the  topsoil  on  the 
road.  It  is  necessary  that  it  should  be  packed  from  the  bottom  upwards, 
for  unless  this  is  done  a  compact  crust  is  formed  -on  top,  with  loose  material 
below,  and  there  is  a  constant  tendency  for  this  crust  to  break  thru  and 
let  water  down  into  the  soft  material.  The  ordinary  method  that  has  been 
utilised  to  obtain  this  result  has  been  the  mixing  and  packing  due  to  the 
hoofs  of  animals  and  the  wheels  of  vehicles  going  over  the  road.  This 
gives  surprisingly  good  results,  but  it  usually  takes  several  months  before  the 
road  is  thoroly  consolidated  and  packed.  It  is  necessary  while  this  packing 
b  going  on  that  after  each  rain  the  surface  be  immediately  reshaped  and 
crowned.  This  is  necessary  in  order  to  avoid  any  hard  lumps  being  formed, 
and  ultimately  to  obtain  a  smooth,  evenly  crowned  surface.  The  ordinary 
roller  is  practically  worthless  for  compacting  these  roads.  The  desirable 
machine  is  one  which  will  give  similar  action  to  the  hoofs  of  animals  and 
the  tires  of  wheels.  There  is  now  on  the  market  what  is  known  as  a 
sheep-foot  or  petrolithic  roller  which,  it  is  reported,  has  been  used  success- 
fully in  California. 

During  the  packing  and  consolidation  of  either  a  topsoil  or  an  artificial 
mixture  of  sand  and  clay,  it  is  a  great  advantage  to  have  several  rains 
follow  almost  immediately  after  the  surfacing  material  has  been  placed 
on  the  road;  for  the  puddling  that  results,  due  to  the  travel  thru  the  deep 
mud,  gives  in  the  end  a  much  denser  packing  as  the  road  dries  out  and 
thus  makes  the  surface  itself  much  more  durable  and  waterproof  than 
when  compacted  under  normal  conditions.  At  such  times,  the  road  of 
course  has  the  appearance  of  going  all  to  pieces,  but  it  is  simply  a  step  in 
the  process  of  construction,  which  has  to  be  gone  thru  either  at  one  time 
or  another,  before  the  road  will  thoroly  compact  and  become  impervious 
to  water.  The  clay  cannot  cement  the  grains  of  sand  together  until  it  has 
become  thoroly  wet  and  it  is  not  sufficient  to  have  the  upper  portion  of 
the  mixture  wet  but  it  must  be  wet  from  the  top  to  the  bottom  of  the  mixed 
materials,  otherwise  a  hard  crust  will  be  formed  over  loose  material  and 
the  traffic  will  break  thru  it,  making  the  surface  rough  and  filled  with  holes. 
It  is  just  as  important  to  have  all  portions  of  the  sand  and  clay  thoroly  wet 
and  mixed  before  the  mixture  sets  as  it  is  to  thoroly  mix  and  wet  a  con- 
crete mixture  before  permitting  it  to  set. 

Sand-Clay  Roads  on  Clay  Subsoil.  Where  it  is  impossible  to  obtain 
a  natural  mixture  of  sand  and  clay,  it  is  practicable,  in  many  cases,  to  make 
artificial  mixtures  that  are  economical  and  efficient.  Conditions  may  exist 
where  the  subgrade  is  composed  of  clay  which  will  make  a  suitable  binder 
for  sand,  or  it  may  be  composed  of  sand  to  which  clay  should  be  added. 
Then,  again,  suitable  sand  and  clay  may  occur  within  a  reasonable  distance 
so  that  it  will  be  economical  to  haul  these  on  to  an  earth  base.  It  will  be 
found  that  it  is  much  easier  to  construct  a  sand-clay  road  when  the  subsoil 
is  a  suitable  clay. 

There  are  two  ways  of  preparing  the  surface  of  the  road  with  a  clay 
subsoil  before  the  addition  of  the  sand.  In  one  the  road-bed  is  graded  to 
practically  the  level  of  the  ditch  line;  then  that  portion  of  the  road  to  be 
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sanded  is  excavated  to  a  sufficient  depth  so  that  the  earth  removed  and 
placed  along  the  shoulder  of  the  road  will  give  the  right  slope  to  the  ditches, 
this  being  accomplished  by  means  of  the  road  machine  and  drag.  The 
depth  varies  according  to  the  width  of  the  road  and  the  depth  of  the  sand- 
clay  mixture.     This  will  vary  from  1 J^  to  3  in. 

The  clay  subsoil  is  then  plowed  to  a  depth  of  2  to  3  in,  according  to  the 
character  of  the  clay  and  of  the  sand.  It  should  be  plowed  to  a  sufficient 
depth  so  that,  when  the  clay  plowed  up  is  worked  up  and  thoroly  mixed 
with  the  added  sand,  it  has  been  given  a  sufficient  amount  of  clay  to  act 
as  a  binder.  If  the  clay  breaks  up  into  too  big  clogs,  these  should  be  broken 
up  with  a  disc  harrow.  Four  inches  of  sand  should  then  be  added  evenly  over 
the  surface  and  thoroly  worked  in  with  a  disc  harrow;  then  4  in  more 
sand  should  be  added,  and  the  harrowing  repeated.  The  harrow  in  this 
last  mixing  can  be  so  set  as  to  work  sufficient  of  the  material  toward  the 
center  to  enable  it  to  be  readily  dragged  into  shape,  with  the  right  crown 
(see  Fig.  4). 

If,  after  plowing  the  road  surface  to  a  depth  of  2  to  3  in  preparatory 
to  putting  on  the  sand,  this  clay  is  pulled  out  to  the  shoulder  of  the  road, 
4  in  of  Band  is  spread  over  the  excavated  portion  of  the  road,  1H  in  of 
the  clay  which  was  piled  at  the  shoulder  of  the  road  is  spread  over  this 
sand,  and  the  two  layers  thoroly  harrowed  and  then  another  4-in  layer  of 
sand  put  on  top  of  this  mixture,  and  on  top  of  this  Band,  a  layer  of  clay 
1  to  1^  in,  and  the  layers  thoroly  plowed  and  harrowed,  it  will  be  found 
that  even  better  results  are  obtained.  This  is  a  more  expensive  method, 
but  the  better  results  warrant  such  expense. 

The  road  is  now  ready  for  a  thoro  wetting  and  the  only  practical  method 
is  to  wait  for  a  rain.  A  slight  crust  will  form  on  the  surface  and  it  will 
appear  as  tho  the  clay  was  cementing  the  grains  of  sand  together  and 
making  a  firm  road,  but,  after  the  first  rain,  traffic  will  break  thru  this 
since  the  mixed  sand  and  clay  beneath  have  not  cemented  but  are  loose 
particles.  It  is  necessary  that  all  parts  of  the  sand-clay  mixture  should 
be  thoroly  wet,  so  that  the  mixture  can  be  well  puddled.  Therefore,  the 
best  results  are  obtained  if  during  the  rain,  the  surface  is  harrowed,  thus 
permitting  the  water  to  penetrate  the  lowest  portions  of  the  road. 

After  the  rain,  the  road  should  be  dragged  into  shape,  when  it  will  harden 
and  set.  It  will  also  be  found  that  during  the  thoro  wetting  of  the  surface 
a  more  complete  and  satisfactory  mixture  has  been  obtained,  when  the 
addition  of  the  sand  and  clay  has  been  made  by  the  second  method  given 
above,  for  it  is  much  easier  to  carry  the  clay  down  into  the  sand  than  it 
is  to  carry  the  sand  into  the  clay. 

Another  method  of  preparing  the  subgrade  for  the  sand-clay  mixture 
is  similar  as  in  the  topsoil  road.  It  is  left  practically  flat,  with  no  ditch 
excavated.  That  portion  of  the  road  to  be  surfaced  is  then  plowed  to  a 
depth  of  13^  to  3  in,  and  the  sand  added,  and  the  plowing  and  harrowing 
done  as  in  the  first  method  described  above.  After  the  sand-clay  mixture 
has  been  made,  the  ditches  should  be  constructed  and  the  material  obtained 
from  these  should  be  thrown  up  to  form  the  shoulders  against  the  sand- 
clay  surfacing  material,  similarly  as  described  for  the  topsoil  road. 

In  many  instances  after  the  road-bed  has  been  prepared  for  the  sand, 

the  total  amount  of  sand  is  spread  over  the  road  and  it  is  left  for  traffic 

to  rniv  t.M  clay  and  the  sand  together.     This  means  that  until  there  is  a 

^vill  be  little  or  no  mixing  of  the  two  materials  and  that  traffic 

Km  heavy,  loose  sand.    Then,  again,  it  takes  a  long  time  for 
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the  traffic  to  thoroly  mix  the  sand  and  clay  together,  and  the  final  result 
it  not  nearly  as  good  a  mixture  as  by  the  method  given  above.  The  harrow- 
ing of  the  mixture  during  the  rain  is  not  essential,  and  this  can,  if  desired, 
'be  left  to  traffic,  but  here  again  better  results  will  be  obtained  if  the  harrow- 
ing is  done.  There  is  a  tendency  in  constructing  a  sand-clay  road  in  the 
manner  outlined  above  to  excavate  to  too  great  a  depth  the  portion  of 
the  road  to  be  surfaced,  with  the  result  that  the  finished  road  cannot  be 
satisfactorily  crowned.  If  the  sand  is  hauled  and  placed  alongside  the 
road  so  that  it  can  be  added  to  the  road  during  a  rain,  the  harrowing  can 
all  be  done  at  one  time,  and  when  the  road  has  dried  out  and  has  been 
shaped  up,  it  becomes  a  hard-surfaced  road.  The  main  objections  to  this 
method  are  that,  unless  there  is  sufficient  rain  to  make  the  road  extremely 
muddy  and  wet,  the  harrowing  of  the  sand  into  the  clay  is  apt  to  cause 
considerable  of  it  to  form  round  balls  which  are  not  broken  up  by  the 
harrowing  and  thus  there  is  not  as  even  a  mixture  of  the  sand  and  clay 
as  when  they  are  mixed  dry  and  then,  later,  harrowed  when  wet. 

Burnt  Clay  Roadb.  In  order  to  improve  the  roads  in  some  parts  of 
the  Southern  States  where  there  is  no  sand,  experimental  sections  have 
been  constructed  by  burning  the  very  plastic  clay  of  which  the  roads  are 
composed.  The  material  is  plowed  up  and  is  piled  over  a  low  cribwork  of 
firewood.  Alternate  layers  of  wood  and  earth  are  built  up  until  a  height 
of  about  3  ft  is  obtained.  The  length  fired  at  any  one  time  depends  upon 
the  number  of  men  available.  When  the  wood  burns  out  the  hardened 
day  is  shaped  up  and  compacted. 

Sand-Clay  Roads  on  Sand  Subsoil.  Road-beds  with  sand  subsoils  will 
be  found  principally  in  the  Coastal  Plain  Regions  where  there  is  a  minimum 
of  grading  in  connection  with  the  construction  of  the  road.  The  sand  road- 
bed should  be  left  flat  and  a  layer  of  clay  spread  over  it  as  evenly  as  possible 
to  a  thickness  of  2  to  4  in,  according  to  the  quality  of  clay  and  the  amount 
of  sand  which  it  contains.  Jf  the  clay  used  is  a  very  pure  plastic  one,  it 
will  take  a  much  smaller  amount  than  if  it  is  a  very  lean  or  sandy  clay. 
There  then  should  be  spread  over  the  clay  a  layer  of  clean  sand  and  the 
road  thoroly  harrowed.  Next,  the  road  should  be  shaped  up  with  the 
drag  and  left  until  it  rains  when  it  should  again  be  harrowed  similarly 
as  described  above.  There  is  usually  a  tendency  to  use  too  much  clay 
in  "miring  a  sand-clay  road  where  the  sand  is  the  subsoil.  If  the  clay 
to  be  used  is  a  very  plastic  one,  there  will  be  a  tendency  for  it  to  ball  and 
cake  to  such  an  extent  that  a  plow  can  very  often  be  used  to  advantage 
in  breaking  up  the  lumps.  While  the  haulage  charge  for  clay  in  making  a 
sand-clay  road  on  a  sand  subsoil  is  considerably  less  than  the  haulage 
charge  for  the  sand  in  making  a  road  on  a  clay  subsoil,  yet  the  cost  of 
obtaining  a  thoro  mixture  of  the  clay  on  sand  is  much  greater  than  of  sand 
on  clay.  Then,  again,  the  resultant  road  is  not  as  apt  to  be  as  good,  be- 
cause the  sand  of  the  subsoil  is  not  usually  as  sharp  and  coarse  as  can  be 
obtained  from  creek  bottoms  when  added  to  a  clay  subsoil. 

While  it  is  not  possible  to  determine  exactly  the  proportions  of  sand 
and  day  to  use,  yet  from  experiments  and  analyses  that  should  be  made 
of  the  sand  and  clay,  before  utilising  them  for  road  construction,  the  road 
mixture  can  be  closely  approximated.  If  there  is  too  much  clay,  there 
will  be  a  tendency  for  the  surface  of  the  road  to  become  sticky  or  muddy 
in  wet  weather.  This,  however,  can  be  remedied  by  spreading  a  thin 
layer  of  sand  over  the  surface  of  the  road.  If  the  surface  of  the  road  loosens 
in  dry  weather,  it  is  an  indication  that  the  clay  used  in  the  construction 
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of  the  road  was  not  a  good  quality  or  there  was  not  a  sufficient  amount 
of  it.     More  clay  should  be  added  and  worked  into  the  road  surface. 

Sand-Clay  Roads  on  Loam  Base.  Where  the  road-bed  is  composed  of 
loam  it  will  be  necessary  to  haul  both  the  sand  and  clay.  The  grade  should 
be  prepared  as  described  in  preparation  for  a  topsoil  surface.  Four  inches 
of  sand  should  be  first  spread  over  the  portion  of  the  road  to  be  surfaced 
and  then  1J^  to  3  in  of  clay  spread  evenly  over  the  sand,  the  amount  depend- 
ing upon  the  quality  of  the  clay,  and  these  thoroly  harrowed.  Then  4  in 
more  of  Band  should  be  spread  evenly  over  the  surface  and  harrowed. 
The  balance  of  the  work  is  the  same  as  in  the  case  of  a  topsoil  road. 

Construction  Data.  In  Table  IV  there  is  given  the  quantity  of  clay 
and  sand  necessary  to  use  per  mile  in  making  a  sand-clay  road.  In  these 
estimates  the  sand  is  supposed  to  be  pure  and  the  clay  is  supposed  to  be 
free  from  sand: 

Table  IV.— Cubic  Yardage  of  Sand  Clay  and  Topsoil 


Clay  Subsoil 

Sand  Subsoil 

Width  of 

Road 
Surfaced 

Sand 

Clay 

Topsoil 

8  in  Deep 

10  in  Deep 

Hi  in  Deep 

3  in  Deep 

10  in  Deep 

12  in  Deep 

9Ft 

12  Ft 

16  Ft 

CuYd 
1178 
1564 
2085 

Cu  Yd 
1466 
1954 
2606 

CuYd 
220 
293 
391 

• 

CuYd 
440 
586 
782 

CuYd 
1466 
1966 
2606 

Cu  Yd 
1760 
2346 
8128 

U.  S.  O.  P.  R.  Specifications  for  Sand-Clay  Roads  (16)  are  as  follows: 

"  Subgrade.  The  graded  roadway  shall  be  brought  to  the  elevation,  alignment,  and 
cross-section  indicated  for  subgrade  on  the  plans,  aad  shall  be  maintained  free  from 
ruts  and  other  depressions  until  covered  with  the  surfacing  material. 

"  Natural  Sand-Clay  Surfacing.  The  engineer  will  designate  suitable  places  for 
obtaining  natural  sand-clay  mixtures  for  surfacing.  All  unsuitable  material  that 
may  overlie  the  acceptable  mateajal  shall  be  stripped  off  and  removed,  and  this  work 
will  be  paid  for  at  the  unit-price  bid  for  stripping,  measured  in  excavation.  The 
natural  sand-clay  mixture  shall  then  be  excavated,  hauled  to  the  road,  and  spread. 
All  excavation  shall  be  so  conducted  that  the  pits  will  be  left  in  good  and  sightly  con- 
dition, and  that,  where  possible,  provision  will  be  made  for  draining  the  pits  without 
additional  excavation  beyond  their  limits. 

"  Hauling.  The  hauling  shall  be  done  in  wagons  of  approximately  uniform  capacity, 
and  the  loads  shall  be  dumped  at  such  a  distance  apart  as  will  give  the  amount  of 
material  required  to  construct  the  surface  according  to  the  proposed  crossreection. 

"  Spreading.  The  surfacing  material  shall  be  immediately  spread  on  the  prepared 
subgrade  to  such  depth  that  the  surface,  when  compacted  will  conform  accurately 
with  the  profile,  alignment,  and  cross-section,  as  shown  on  the  drawings.  All  sub- 
sequent loads  may  then  be  hauled  over  the  surface  thus  formed.  The  construction  of 
the  surface  shall  begin  at  that  point  on  the  road  nearest  the  source  of  material  and 
be  continued  from  such  point.  In  hauling  over  the  material  as  deposited,  wagons 
will  be  required  to  use  the  entire  width  of  surfaced  roadway  so  as  to  compact  the 
whole  section  as  nearly  to  a  uniform  density  as  possible.  The  teams  will  not  be  per- 
mitted to  follow  a  single  track  or  to  form  ruts. 

"  Finishing.    After  500  or  600  ft  of  roadway  have  been  thus  roughly  constructed 

♦*■*  —Hace  shall  be  cut  up  and  pulverized  to  a  depth  of  2  or  3  in  with  a  plow  or  harrow 

»»  same  time  the  shoulders  on  each  side  of  the  surfaced  portion  of  the  road 

oessary,  be  sufficiently  loosened  to  permit  of  a  smooth  regular  crown  being 
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constructed  from  shoulder  to  center  of  road.  When  the  roadway  has  been  loosened 
sufficiently,  the  surface  shall  be  worked  with  a  road  grader  or  drag  to  the  true  cross- 
section  required  by  the  plans.  This  operation  shall  be  repeated  daily  until  the  entire 
surface  becomes  smooth  and  firm. 

M  Mixing  Sand-Clay.  In  case  the  natural  sand-clay  mixture,  as  found,  does  not 
contain  a  sufficient  percentage  of  either  sand  or  clay  to  give  a  durable  surface  there 
shall  be  spread  as  much  of  the  deficient  material  as  the  engineer  may  direct,  and  this 
shall  be  thoroly  mixed  and  incorporated  with  the  material  previously  spread.  In 
places  when*  a  natural  mixture  is  not  available  suitable  amounts  of  clay  or  sand  shall 
fee  hauled,  spread,  and  mixed  as  directed  by  the  engineer.  The  process  of  mixing  may 
require  plowing  to  a  depth  of  6  or  8  in  and  harrowing  with  a  disc  or  tooth  harrow, 
sad  this  work  may  be  required  in  wet  weather.  All  mixing  shall  be  classed  as  extra 
work  and  shall  be  paid  for  at  prices  bid  for  force  account  work.  The  completed  surface 
will  be  paid  for  by  the  cubic  yard  of  surfacing  material  used,  measured  in  excavation. 

So  much  of  the  surfacing  material  as  is  necessarily  hauled  more  than feet  will 

be  classed  as  sand-clay  overhaul  and  paid  for  at  the  price  bid  for  this  item." 

Maine  State  Highway  Commission  Specifications  for  Sand-Clay  Roads 
are  as  follows: 

"  Materials.  Sand  and  clay  shall  be  furnished  by  the  contractor  from  sources 
approved  by  the  engineer.  Sand  shall  be  composed  of  hard,  sharp,  angular  particles, 
at  least  50%  of  the  volume  of  which,  by  dry  weight,  shall  be  retained  on  a  50-mesh 
sieve.  Rounded  grains  of  sand  will  not  be  accepted.  If  plastic  clay  is  used  it  shall 
be  placed  upon  the  road  in  pieces  not  larger  than  3  in  in  she.  Slaking  clay  shall  be 
placed  in  pieces  not  larger  than  6  in  in  size. 

"  Method  of  Construction.  The  road  shall  first  be  brought  to  subgrade  in  accor- 
dance with  the  foregoing  specifications  and  as  shown  by  the  typical  sections. 

"Sand  Subsoil.  Wherever  the  subsoil  is  sand,  6  in  of  clay  shall  be  uniformly  spread 
over  the  surface  to  a  width  of  16  ft,  unless  otherwise  directed  by  the  engineer.  Each 
load  of  clay  should  be  spread  uniformly  as  soon  as  deposited  and  before  being  driven 
over.  Immediately  after  the  day  is  spread  it  should  be  covered  with  a  layer  of  clean 
sand  6  in  in  depth  unless  otherwise  directed  by  the  engineer,  and  shall  then  be  deeply 
plowed  with  a  heavy  plow  until  all  lumps  are  thoroly  broken  up  and  the  clay  and 
sand  are  thoroly  mixed  to  a  depth  of  14  to  16  in  as  directed  by  the  engineer. 

"Clay  Subsoil.  Wherever  the  subsoil  is  clay,  8  in  of  sand  shall  be  uniformly  spread 
over  the  surface  to  a  width  of  16  ft  unless  otherwise  directed  by  the  engineer,  and  on 
this  layer  of  sand  4  in  of  clay  shall  be  uniformly  spread  and  then  deeply  plowed  with 
a  heavy  plow  as  above  specified  to  a  depth  of  14  to  16  in  as  directed  by  the  engineer. 

M  General.  The  proportions  of  clay  or  of  sand  or  both  may  be  varied  from  time  to 
time  if,  in  the  opinion  of  the  engineer,  better  results  can  be  obtained  thereby,  but  in 
any  case  the  mixture  shall  then  be  thoroly  puddled  with  a  sufficient  quantity  or  water 
sad  alternate  plowing  and  harrowing  with  .a  disc-harrow  until  a  thoro  mixing  and 
puddling  have  been  obtained.  If,  after  plowing  and  harrowing,  the  mixture  has  a 
tendency  to  cake  or  ball  more  sand  must  be  added  and  on  the  other  hand  if  the  mixture 
after  drying  tends  to  loosen  and  separate,  more  clay  must  be  added.  The  engineer 
shall  decide  whenever  such  additions  of  materials  are  necessary.  The  road  shall  then 
be  shaped  with  a  road  machine,  or  other  similar  implement,  crowned,  smoothed  and 
allowed  to  dry;  then  it  shall  be  again  shaped  and  smoothed  to  the  satisfaction  of  the 
"f"f*  and  covered  with  a  light  course  of  sand. 

a  Payment.  Sand-day  surface  will  be  paid  for  per  cubic  yard  in  accordance  with 
the  typical  section  showing  a  width  of  16  ft  and  a  depth  of  8  in  or  10.7  cu  ft  per  lin  ft 
of  road  on  the  assumption  that  the  quantities  of  sand  and  day  above  spedfied  will, 
m  place,  be  equivalent  to  a  depth  of  8  in." 

Cost  Data.  The  main  item  erf  cost  in  surfacing  a  road  with  topsoil  or 
sand-clay  is  the  charge  for  haulage.  This  coat  depends  upon  the  proximity 
to  the  road  of  the  materials  to  be  used  in  surfacing.  According  to  this 
distance  and  the  width  of  the  road  surface,  such  roads  have  been  surfaced 
at  a  cost  of  $250  to  $2500  per  mile.  Even  at  this  latter  figure  these  roads 
are  economical.  Table  V  gives  construction  and  cost  data  for  several 
eand-clay  roads  constructed  by  the  U.  S.  O.  P.  R.  (16). 
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Table  V.— Cost  of*  Sand-Clay  Roads,  Exclusive  of  Grading  and  Materials 


Construction 
Items 


Length  surfaced  in 

miles 

Width  of  graded  road 
in  feet: 

Cuts 

Pills 

Width  surfacing  in  feet 

Sand  mixture: 

Sand  in  cubic  yards 

Distance  hauled  in 

miles 

Depth  applied  in 

inches 

Clay  mixture: 
Clay  in  cubic  yards 
Distance  hauled  in 

miles. 

Depth  applied  in 

inches. 

Scale  of  wages  per  hr: 

Laborers. 

Teams 

Cost: 

Subgrade,  per 

square  yard 

Stripping  for  surfac- 
ing material   per 

cubic  yard 

Hauling  sand,  per 


Location  op  Roads 


Brook- 
ville, 
Fla. 


Lungss 
cubic 


yarc 


Hauling  clay,  per 
ibr 


cubic  yard 
Spreading  material, 

per  cubic  yard . . . 
Mixing  sand  and  clay, 

per  square  yard. . 
Final  shaping,  per 

square  yard 

General  expense,  per 

square  yard 

Total  cost,  per 
square  yard 


0.45 

28 
20 
16 

660 

0.76 

3 

830 

0.60 

7 

$0.1750 
0.5000 

0.0310 


Mob- 
cow. 
Miss. 


0.78 

SO 
30 

17 

1524 
1.6 


Pear- 

nll, 
Tex. 


0.4260 
0.3740 
0.0190 
0.0085 
0.0085 
0.0157 


$0,198 


$0,100 
0.250 


0.008 


0.490 


0.007 
0.006 


$0,105 


0.79 


26 
26 
16 


San 
An- 
tonio, 
Tex. 


1.00 


40 
26 
16 


1556 

0.19 

8 

$0.1200 
0.8000 

0.0064 

0.0910 


0.9140 
0.0820 
0.0017 
0.0006 
0.0080 


$0,121 


Gay 
Head. 
M 


1825 
0.057 

7 

$0.1500 
0.3450 

0.0088 
0.0720 


0.2860 


0.0069 
0.0015 


$0,089 


2.19 

22 
22 

16 

1700 
0.126 

6 
2300 
0.10 

6 

$0,200 
0.500 


Jack- 
son, 
N.C. 


0.010 
0.223 
0.344 
0.008 
0.010 
0.004 
0.006 


$0,082 


0.45 


30 
30 
14 


1.00 

7 

890 

1.00 


$0,125 
0.350 


0.002 

0.029 
0.840 


0.077 


0.002 
0.008 


$0,238 


Tar- 
boro, 
N.C. 


2.60 


22 
22 

18 


2815 


6 

$0.0800 
0.2400 


0.0018 


0.0060 


0.2660 
0.0178 
0.0024 
0.0022 
0.0007 


$0,036 


Sa 


sayre, 
Okie- 


0.75 


28 
28 
14 


1S83 

1.42 

8 

$0,160 
0.300 

0.007 

0.134 


0.667 

0.072. 

0.007 


$0,187 


MAINTENANCE 

11.    Maintenance  of  Earth  Roads 

The  surface  of  an  earth  road  should  be  kept  free  of  dirt,  and  whenever  any 
holes  or  ruts  have  developed  in  the  road  they  should  not  be  filled  up  with 
stone  or  brush,  but  with  earth,  and  with  earth  as  nearly  as  possible  of  the 
same  character  as  that  composing  the  surface  of  the  balance  of  the  road. 
Tf  *>n  the  other  hand,  holes  or  ruts  are  filled  with  rock,  gravel,  or  brush 
iring  effect  will  be  uneven,  and  the  wheels  will  begin  to  scoop  and 
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cut  out  holds  just  beyond  or  on  the  opposite  side  of  the  road  from  the 
bole  filled  up.  If  there  are  stumps  or  rocks  in  the  road,  they  should  all 
be  removed,  so  that  the  earth  surface  can  be  smoothed  over  and  brought 
to  an  even  slope  from  the  center  to  the  ditches. 

As  the  road  drag  is  the  principal  machine  that  will  be  used  in  the  main- 
tenance of  an  earth  road,  it  is  absolutely  necessary  that  the  rocks  and 
stumps  be  removed  or  else  the  drag  cannot  be  used.  If  the  drag  is  used 
regularly  after  every  rain  just  as  the  roadway  is  drying  out,  the  surface 
ean  be  kept  smooth  and  hard  the  greater  part  of  the  year. 

As  moisture  is  very  detrimental  to  an  earth  road,  the  sun  should  be 
permitted  to  strike  the  surface  of  such  road  as  much  as  possible,  care  being 
taken  not  to  have  too  much  shade.  Where  necessary  the  trees  should  be 
eat  away  so  that  the  whole  surface  of  the  road  is  exposed  to  the  sun  for 
at  least  several  hours  during  the  day.  Shade  is  good  for  a  macadam  road, 
bat  too  much  shade  is  bad  for  an  earth  road.  This  does  not  mean  that  all 
trees  alongside  of  an  earth  road  should  be  cut,  thus  destroying  to  a  large 
extent  the  beauty  of  the  highway,  but  it  does  mean  that  sufficient  trees 
should  be  cut  so  that  there  will  be  no  part  of  the  road  surface  but  what 
wOl  be  exposed  to  the  sun  for  a  part  of  the  day.  The  removal  of  the  trees 
also  permits  ready  access  of  air  and  wind  along  the  road  that  very  materi- 
ally assist  in  evaporating  the  water  and  drying  the  road. 

In  repairing  an  earth  road  the  same  thought  must  be  given  as  in  its 
construction,  and,  when  cleaning  out  ditches,  the  material  should  not  be 
thrown  into  the  middle  of  the  road  or  on  any  part  of  the  surface  of  the  road, 
but  it  should  be  thrown  into  the  adjoining  fields,  for  this  material  is  usually 
composed  largely  of  fine  silt  and  organic  matter,  which  holds  moisture 
like  a  sponge  and  becomes  very  difficult  to  dry  out,  and  is  entirely  different 
in  character  and  consistency  from  the  earth  surface  of  the  road. 

In  the  maintenance  of  earth  roads,  they  should  be  divided  into  sections, 
with  a  foreman  or  overseer  in  charge  of  each  section,  whose  duties  should 
be  to  go  over  every  mile  of  the  section  after  every  rain  and  at  least  every 
2  weeks,  and  to  have,  when  portions  of  the  road  are  worn  or  disintegrated, 
repairs  made  at  once.  After  each  heavy  rain  a  road  drag  should  be  run 
over  the  road  in  order  to  bring  it  into  shape,  and  to  fill  up  any  ruts  or  holes 
that  might  have  been  started. 

Offing  of  Earth  Roads  in  California  (10).  "By  1906  there  were  very  few  sections 
of  oiled  road  that  were  satisfactory  for  the  traveling  public  and  only  in  a  few  localities 
eould  the  oiled  earth  road  be  called  a  success.  The  publication  of  many  articles,  re- 
ports and  bulletins  favorable  in  their  criticism  of  this  construction  has  given  the  oiled 
tarth  reads  of  California  an  unmerited  reputation  as  to  their  length  of  satisfactory 
sendee,  their  simplicity  of  construction  and  their  adaptability  to  all  sorts  of  soils, 
WMther  conditions  and  character  of  traffic.  Very  likely  the  greater  portion  of  the 
oiled  earth  roads  that  have  become  very  objectionable  to  the  traveling  public,  due  to 
their  wavy  surface,  have  been  constructed  with  an  excessive  amount  of  oil.  Road 
sarfaees  that  are  overofled  are  not  firm  under  traffic  and  there  is  generally  a  tendency 
for  the  surface  material  to  slowly  flow  to  lower  elevations.  The  shoulders  of  such 
roads,  after  a  few  months,  show  a  very  deep  thickness  of  wavy,  somewhat  spongy 
<aled  earth  and  the  crown  of  the  road  is  protected  by  an  oil  surfacing  that  is  rapidly 
ironed  out  by  traffic  and  becomes  so  thin  that  it  breaks  under  traffic.  Once  the  surface 
■  eat  thru  to  the  underlying  soil  base,  a  bad  chuck  hole  is  rapidly  formed.  Thruout 
the  valley  and  coast  counties  of  California  there  are  miles  of  oiled  earth  roads  that  are 
so  objectionable  to  the  traffic  that  the  traveled  way  is  on  the  sides  of  the  road  and 
not  at  all  on  the  oiled  section.  The  failures  of  oiled  earth  roads  may  be  due  to  one 
or  more  of  many  mistakes,  the  more  common  ones  being  the  use  of  too  much  oil  per 
square  yard  of  road  surface,  the  lack  of  properly  incorporating  the  oil  in  the  road 
surface,  a»«l  the  use  of  an  oil  not  suited  to  the  work. 
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"The  California  Highway  Commission  has  made  but  little  use  of  this  type  of  road 
construction.  In  a  few  places  in  the  state  where  the  road  had  very  deep  fills  it  has 
been  inadvisable  to  build  a  concrete  pavement  until  the  fills  have  had  sufficient  time 
to  settle  thoroly.  In  such  cases  the  road  surface  has  been  wet  and  rolled  and  then 
the  surface  of  the  road  broken  up  for  a  depth  of  about  1  in  and  a  coat  of  light  asphaltic 
oil  applied.  This  was  regarded  only  as  a  temporary  expedient  to  protect  the  road 
surface  from  excessive  cutting  during  the  heavy  rains  of  winter  and  as  a  dust  pre- 
ventive during  the  dry  months. 

"There  were  used  on  this  construction  oils  varying  in  specific  viscosity,  Engler 
test,  from  5  to  15.  The  oil  contained  from  75  to  90%  of  80  penetration  asphalt  The 
oil  was  applied  on  the  road  under  pressure  and  at  a  temperature  of  about  121°  C  (250°  F). 
A  very  light  oil  also  has  been  used  which  contained  from  30  to  60%  of  asphalt  of  80 
penetration.     This  oil  was  applied  by  gravity  at  the  rate  of  1.5  gal  per  sq  yd." 

Oiling  of  Earth  Roads  in  Illinois  (20b).  "  Roads  should  not  be  oiled  until  they  have 
a  permanently  established  grade;  that  is,  all  hills  should  be  cut  down,  hollows  filled, 
embankments  widened,  and  all  drainage  structures  established.  Low,  flat,  undrained 
roads  should  not  be  oiled  until  proper  drainage  has  been  attended  to.  The  oiling  of 
a  mudhole  will  not  remedy  the  trouble  but  often  aggravates  it  Roads  that  have  a 
preponderance  of  heavy  hauling  should  not  be  selected  for  oiling.  The  ailing  tends  to 
waterproof  the  road,  but  it  is  readily  understood  that  continued  heavy  hauling  even 
on  perfectly  dry  earth  roads  will  eventually  rut  and  dig  them  out  in  pot  holes.  The 
mixture  of  oil  and  earth  lacks  stability  to  meet  all  the  requirements  of  traffic  If 
something  could  be  mixed  with  the  oil  and  earth  to  give  it  stability  and  aid  it  to  resist 
the  wear  of  traffic,  it  would  more  nearly  meet  all  traffic  conditions.  On  moderately 
traveled  roads  where  there  is  a  greater  amount  of  pleasure  travel,  the  oiled  earth  roads 
will  give  better  service. 

"The  Road  Surface  Preparatory  to  Oiling.  As  the  prime  objects  of  oiling  an 
earth  road  are  the  suppression  of  the  dust  and  the  maintaining  of  a  smooth  waterproof 
surface,  it  is  very  important  that  the  road  surface  be  oiled  when  it  is  smooth,  free  from 
dust,  and  in  a  condition  to  absorb  the  oil.  Oil  applied  on  dust  will  not  penetrate  the 
road  surface,  but  will  merely  mix  with  the  loose  material  to  make  an  oiled-dust  surface 
that  is  apt  to  fly  readily  and  become  a  nuisance.  The  surface  should  be  perfectly 
smooth  and  free  from  low  places  that  will  retain  water.  If  water  is  allowed  to  stand 
upon  an  oiled  earth  surface,  a  bad  mud  hole  will  soon  result  A  moist  subsoil  prepara- 
tory to  oiling  is  not  serious  tho  best  results  may  be  expected  when  the  road  is  reason- 
ably dry  for  about  2  in  on  the  surface. 

"Cost  op  Surface  Oiling.  The  cost  of  preparing  a  road  for  an  oil  treatment  may 
vary  from  $100  to  $2000  per  mile.  However,  the  grading  and  preparation  of  an 
earth  road  should  not  be  charged  against  the  cost  of  oiling.  The  oiling  or  dragging  of 
an  earth  road  is  a  maintenance  proposition  and  should  be  estimated  separately  from 
the  building  or  preparing  of  the  road.  The  road  should  be  kept  well  shaped  regardless 
of  whether  it  is  to  be  oiled  or  not  However,  some  cleaning  is  almost  always  necessary 
prior  to  the  first  application  of  oil,  and  this  cost  will  vary  from  $26  to  $50  per  mile 
of  road.  Road  oil  can  be  purchased  for  from  8  to  7  cents  per  gal,  depending  upon  the 
quality.  It  may  be  applied  on  the  surface  of  the  road  at  the  rate  of  #  to  \i  gal  per 
sq  yd.  So  the  cost  of  oil  alone  may  vary  from  $75  to  $275  per  mile  of  road  15  ft  wide, 
depending  upon  the  quality  and  quantity  of  oil  applied.  The  cost  of  applying  the  oil 
will  vary  depending  upon  the  length  of  haul  and  the  kind  of  equipment  used.  This 
cost  may  be  estimated  at  from  $50  to  $150  per  mile  of  road  15  ft  wide.  The  above 
figures  show  the  cost  of  oiling  to  vary  from  $150  to  $475  per  mile  of  road.  With 
average  conditions  and  with  a  medium  prioed  oil,  the  average  cost  of  oiling  alone 
per  application  may  be  from  $200  to  $250  per  mile  of  road  15  ft  wide.  It  must  be 
understood  that  these  costs  are  based  pn  the  conditions  prevailing  during  the  season 
of  1915.  In  view  of  all  the  information  that  is  available  on  oiled  earth  roads,  indi- 
cations are  that  the  treatments  must  be  made  each  year  or  at  least  every  other  year 
to  get  the  desired  results.  On  this  basis,  $150  to  $200  per  year  for  5  to  10  years  may 
be  a  basis  for  estimating  the  cost  of  surf  see  oiling." 

Illinois  Specifications  for  Surface  Oiling  Earth  Roads  are  as  follows: 

~°faration  op  Earth  Road  Surface.    The  earth  road  surface  shall  be  smooth, 

~  sod,  vegetation,  loose  material  or  other  foreign  matter  and  shall  conform 

)ss-section  shown  on  the  plans.    It  shall  be  compacted  with  a  tractor  or  a 
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roller  that  weighs  at  least  800  lb  per  in  of  width  of  tread  of  one  wheel;  and 
the  compacted  surface  shall  be  smooth  and  free  from  waves.  The  surface  shall  also 
be  free  from  dust  and  sufficiently  dry  to  prevent  the  wheels  of  the  oil  distributor  from 
^irking  or  marring  the  surface.  If  the  surface  of  the  road  is  rutted  in  any  manner 
or  is  dug  out  into  holes  or  depressions  that  would  retain  water,  it  shall  be  made  per- 
fectly smooth  by  dragging  at  suitable  tunes  prior  to  the  application  of  the  oil. 

"  Ajtucation  or  Oil.  Oil  shall  not  be  applied  upon  the  road  until  after  the  surface 
has  been  approved  by  the  engineer.  The  oil  shall  be  distributed  uniformly  over  the 
width  of  road  specified.  It  shall  be  applied  by  a  pressure  distributer  under  not  less 
than  15  lb  pressure  per  sq  in.  The  distributor  shall  be  regulated  so  that  the  width, 
to  be  oiled  shall  be  covered  by  one,  two  or  more  equal  strips  without  overlapping. 
Extreme  care  shall  be  taken  to  get  the  oil  uniformly  distributed.  All  places  not 
covered  by  the  first  application  of  oil  shall  be  covered  by  hand-pouring  cans  which 
shall  follow  immediately  behind  the  distributer.  The  oil  shall  be  applied  in  at  least 
two  applications.  The  total  quantity  of  oils  used  shall  be  not  less  than  H  g&l  per 
sq  yd  of  surface  specified  to  be  oiled.  Whether  applied  in  two  applications  or  more, 
the  amount  of  oil  for  each  application  shall  be  the  same,  and  there  shall  be  a  period 
of  at  least  6  hr  intervening  between  successive  applications  or  such  additional  time 
at  is  necessary  for  the  oil  to  be  absorbed  and  offer  no  tendency  to  stick  to  the  wheels. 
From  the  time  of  the  first  application  of  oil  until  3  days  after  the  last  application,  the 
road  shall  be  kept  closed  to  all  public  travel.  Oil  applied  on  days  having  an  air  tem- 
perature of  less  than  24°  C  (75°  F),  and  oil  that  is  too  heavy  to  penetrate  readily  intD 
the  surface  of  the  road,  shall  be  heated  to  the  temperature  prescribed  by  the  engineer 
before  applying  same. 

"  Testing  Oil.  No  oil  shall  be  used  until  after  having  been  tested  and  approved 
by  the  engineer.     All  oil  used  shall  comply  with  the  following  specifications: 

L  The  oil  shall  be  a  fluid  product,  free  from  water. 

2.  Specific  Gravity.  Its  specific  gravity  at  25°  C  (77°  F)  shall  not  be  less  than 
0.890  (28.3°  B). 

ft.  Total  Bitumen.  It  shall  be  soluble  in  chemically  pure  cold  carbon  disulphide  to 
the  extent  of  at  least  99.5%. 

4.  Viscosity.  When  240  ce  of  the  oil  is  heated  in  an  Engler  Viscoeimeter  to  60°  C 
(122°  F)  and  maintained  at  this  temperature  for  6  min,  the  first  60  cc  which  flows 
thru  the  aperture  shall  show  a  specific  viscosity  of  not  less  than  5.0  nor  more  than  20.0. 

5.  Residue  on  Evaporation.  When  SO  g  of  the  oil,  in  a  tin  dish  2 H  in  in  diameter 
and  %  in  deep  with  vertical  sides,  is  evaporated  until  a  residue  of  a  penetration  at  25°  C 
(77°  F)  of  10  mm  is  obtained  when  tested  with  Dow  machine,  No.  2  needle,  100  g,  5  sec, 
the  weight  of  the  residue  shall  be  at  least  40%  of  the  weight  of  the  oil  taken  for  evapor- 
ation. At  no  time  during  this  evaporation  shall  the  oil  be  heated  at  a  temperature 
to  exceed  260°  C  (482°  F)." 

12.    Maintenance  of  Sand-Clay  Roads 

The  success  and  efficiency  of  the  sand-clay  and  topsoil  road  is  practically 
dependent  upon  systematic  maintenance  which  consists  largely  in  the 
systematic  use  of  the  road  drag,  particularly  after  every  heavy  rain.  In 
maintaining  the  sand-clay  or  topsoil  road  no  material  should  ever  be  dragged 
from  the  ditches  on  to  the  surfaced  portions,  for  all  such  scrapings  usually 
contain  more  or  less  organic  matter  which  will  cause  the  road  to  disintegrate 
and  ultimately  destroy  it.  Ditches,  after  they  have  once  been  brought  into 
the  right  grade,  should  be  disturbed  as  little  as  possible.  Wherever  pos- 
sible, grass  should  be  permitted  to  grow  from  the  ditches  to  the  surfaced 
portion  of  the  road.  The  mowing  of  the  grass  is  one  item  of  the  cost  of 
maintenance. 

Provision  must  be  made  ahead  of  time  for  obtaining  suitable  material 
with  which  to  add  to  a  topsoil  road  whenever  it  becomes  necessary  to  fill 
up  any  depressions  or  holes  that  have  been  formed  and  which  are  too  large 
to  be  remedied  by  the  drag.  The  material  used  should  \te  of  the  same 
character  and  quality  as  the  original  topsoil.     If  necessary,  such  materials 
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should  be  purchased  ahead  of  time  at  various  points  along  the  road,  so 
that  the  road  supervisor  would  know  where  he  can  obtain  suitable  material 
with  which  to  make  his  repairs.  f 

In  adding  material  to  a  sand-clay  surface,  the  sand  and  clay,  of  ap- 
proximately the  same  character  as  the  original  surface,  should  be  thoroly 
mixed  together  and  tamped  into  the  holes  and  then  the  surface  dragged. 
If,  however,  the  drag  has  been  consistently  used  on  the  road  from  the  time 
it  was  built,  it  will  only  be  very  rarely  that  holes  will  develop  that  have 
to  be  filled  in  this  way.  When,  however,  it  does  become  necessary  to  fill 
ruts  and  holes  with  topsoil  or  sand-clay  mixtures  or  to  add  these  materials 
to  the  surface  of  the  road,  it  is  absolutely  necessary  that  the  holes  should 
be  cleaned  of  all  dead  material,  and  the  bottom  loosened  before  any  new 
material  is  added.  It  is  also  just  as  important  that  the  surface  of  the  road 
should  be  swept  clean  of  loose,  dead  material  and  harrowed  with  a  spiked 
tooth  harrow  before  adding  a  layer  of  the  new  material;  otherwise,  the 
new  material  will  not  become  firmly  attached  and  incorporated  with  the 
old  material.  * 

The  Patrol  System  of  Maintenance  is,  perhaps,  more  necessary  in  main- 
taining the  sand-clay  road  to  its  highest  efficiency  than  most  any  other 
form  of  surfaced  road.  The  following  general  instructions  (32)  are  sug- 
gested for  patrolmen: 

1.  Inspect  the  road  for  its  entire  length  during  a  rainy  day  and  locate 
all  holes,  which  will  be  easily  noted  as  they  will  be  filled  with  water. 

2.  Use  the  road  drag  immediately  after  a  rain. 

3.  Fill  all  holes  and  depressions  that  cannot  be  evened  up  with  the  drag 
with  good  material,  and  then  go  over  the  section  again  with  a  drag. 

4.  Never  put  on  the  road  any  sod,  sand  or  any  material  from  the  side 
ditches.  Obtain  fresh  material  of  the  same  character  as  the  balance  of 
the  road. 

5.  When  the  road  surface  is  very  rough,  run  a  spiked  tooth  harrow 
over  it  while  the  road  is  still  wet  and  this  will  very  materially  increase  the 
efficiency  of  the  drag. 

6.  In  dragging  the  road,  drag  from  the  edges  of  the  surfaced  portion  of  the 
road  toward  the  center.  Be  careful  never  to  drag  any  material  from  the 
unsurfaced  portion  of  the  road  on  to  the  surfaced  part. 

7.  Be  sure  after  dragging  the  road  that  no  ridge  has  been  left  between 
any  portion  of  the  road  and  the  ditch.  At  times  a  one-horse  cultivator  can 
be  used  to  advantage  in  removing  the  ridge  that  may  have  formed  between 
the  wheel  rut  and  the  ditch.  The  drag  should  be  used  immediately  after- 
wards to  bring  the  surface  of  the  road  back  into  shape. 

8.  Remove  all  glass,  tin  cans,  nails  and  rubbish  of  whatever  character 
that  may  be  found  on  the  surface  of  the  roadway. 

9.  See  that  all  culverts  are  clear,  with  outlets  and  inlets  in  good  order, 
and  that  the  water  can  run  freely  in  the  ditches. 

10.  The  old  surface  of  the  road  must  be  cleaned  and  roughened  before 
new  material  is  added. 

Dust  Preventives  and  Binders  for  Sand-Clay  and  Topsoil  Roads.  But 
little  experimental  work  has  thus  fur  been  done  in  regard  to  utilising  various 
oils,  asphalts  and  other  products  as  binders  or  dust  preventives  in  con- 
nection with  sand-clay  or  topsoil  roads.  Ghitrin  gives  good  results  as  a 
#i».o*  preventive  and  very  favorable  results  have  been  obtained  from  the 
"on  of  glutrin  to  sand-clay  roads  as  a  binder.  This  result  is  not 
until  several  months  to  a  year  after  the  application  of  the  glutrin. 
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Light  and  medium  asphaltic  oils  have  been  experimented  with  to  a  limited 
extent  and  give  indication  of  being  satisfactory  as  dust  preventives  and 
binders.  The  application  of  these  materials,  even  as  dust  preventives, 
will  increase  the  life  of  the  sand-clay  or  topsoil  road. 

Cost  of  Maintenance.  The  cost  of  maintaining  sand-clay  and  topsoil 
roads,  as  outlined  above,  varies  from  $50  to  $100  per  mile  per  year,  accord- 
ing to  the  width  of  the  road.  These  figures  represent  the  maintenance  of 
a  road  constructed  as  described  above.  Reports  are  made  that  such  roads 
have  been  maintained  at  a  cost  of  $10  to  $30  per  mile  per  year,  but  this 
does  not  mean  the  thoro,  systematic  maintenance  advocated  above.  In 
aome  instances  a  road  with  a  9  ft  surface  of  sand-clay  has  been  maintained 
satisfactorily  at  $30  per  mile  per  year. 

13.    Road  Dragging 

Methods  Recommended  by  the  U.  S.  O.  P.  R.  (31).  "  The  principal 
factor  in  successfully  operating  a  properly  constructed  road  drag,  provided 
that  the  condition  of  the  road  is  favorable,  is  skill  on  the  part  of  the  operator. 
Under  ordinary  circumstances  the  position  of  the  hitching  link  on  the 
draw  chain  should  be  such  that  the  runners  will  make  an  angle  of  from  60° 
to  75°  with  the  center  line  of  the  road,  or  in  other  words,  a  skew  angle  of 
from  15°  to  30°.  It  is  apparent  that  by  shifting  the  position  of  the  hitching 
link  the  angle  of  skew  may  be  increased  or  diminished  as  the  conditions 
require.  When  dragging  immediately  over  ruts  or  down  the  center  of  the 
road  after  the  sides  have  been  dragged,  it  is  usually  preferable  to  have  the 
hitching  link  at  the  center  of  the  chain  and  to  run  the  drag  without  skew. 
When  the  principal  purpose  of  the  dragging  is  to  increase  the  crown  of  the 
road,  they  should  be  sufficiently  skewed  to  discharge  all  material  as  rapidly 
as  it  is  collected  on  the  runners.  On  the  other  hand,  if  depressions  occur 
in  the  road  surface  the  skew  may  perhaps  be  advantageously  reduced  to  a 
minimum  thus  enabling  the  operator  to  deposit  the  material  which  collects 
in  front  of  the  runners  at  such  points  as  he  desires  by  lifting  or  otherwise 
manipulating  the  drag.  The  length  of  hitch  is  another  very  important 
consideration  in  operating  the  road  drag.  It  is  impracticable  to  prescribe 
even  an  approximate  rule  for  fixing  the  length  of  hitch,  because  it  is  mate- 
rially affected  by  the  height  of  the  team  and  the  arrangement  of  the  harness, 
as  well  as  by  the  condition  of  the  road  surface.  Experience  will  soon  teach 
the  operator,  however,  when  to  shorten  the  hitch  in  order  to  lessen  the 
amount  of  cutting  done  by  the  front  runner  and  when  to  lengthen  it  in 
order  to  produce  the  opposite  effect.  When  the  road  surface  is  sufficiently 
hard  or  the  amount  of  material  which  it  is  desired  to  have  the  drag  move 
is  sufficient  to  warrant  the  operator  standing  upon  the  drag  while  it  is  in 
operation  he  can  greatly  facilitate  its  work  by  shifting  his  weight  at  proper 
times.  For  example,  if  it  is  desired  to  have  the  drag  discharge  more  rapidly, 
the  operator  should  move  toward  the  discharge  end  of  the  runners.  This 
will  cause  the  ditch  end  of  the  runners  to  swing  forward  and  thus  increase 
the  skew  angle  of  the  drag.  The  operator  may,  of  course,  produce  the 
opposite  effect  by  moving  his  weight  in  the  opposite  direction.  In  the 
same  way,  he  can  partially  control  the  amount  of  cutting  which  the  drag 
does  by  shifting  his  weight  backward  or  forward,  as  the  case  may  be. 

"  When  to  Uax  the  Drag.  It  is  fully  as  important  that  a  road  be  dragged 
at  the  right  time  as  it  is  that  the  dragging  be  properly  done.  The  rule 
frequently  cited,  that  all  earth  roads  should  be  dragged  immediately  after 
every  rain,  is  in  many  oases  entirely  impracticable  and  is  also  very  ir;- 
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hm/ting  because  of  the  conditions  which  it  fails  to  contemplate.  It  is  true 
that  there  are  many  road  surfaces  composed  of  earth  or  earthy  material 
which  do  not  become  very  muddy  under  traffic,  even  during  long  rainy 
seasons,  and  since  such  surfaces  usually  tend  to  harden  very  rapidly  as  soon 
as  the  weather  clears  up,  it  may  be  desirable  to  drag  roads  of  this  kind 
immediately  after  a  rain.  Such  roads,  however,  would  not  ordinarily  need 
to  be  dragged  after  every  rain,  because  of  the  strong  tendency  that  they 
naturally  possess  of  holding  their  shape.  On  the  other  hand,  many  varieties 
of  clay  and  soil  tend  to  become  very  muddy  under  only  light  traffic  after 
very  moderate  rains,  and  it  is  evident  that  roads  constructed  of  such  ma- 
terials could  not  always  be  successfully  dragged  immediately  after  a  rain. 
Sometimes,  in  fact,  it  may  be  necessary  to  wait  until  several  consecutive 
clear  days  have  elapsed  after  a  long  rainy  spell  before  the  road  is  sufficiently 
dried  out  to  keep  ruts  from  forming  almost  as  rapidly  as  they  can  be  filled 
by  dragging.  In  many  cases  of  this  kind,  however,  it  is  possible  greatly 
to  improve  the  power  of  the  road  to  resist  the  destructive  action  of  traffic 
during  rainy  seasons  by  repeatedly  dragging  it  at  the  proper  time.  Well 
constructed  sand-clay  and  topsoil  roads  should  not  often  become  muddy  after 
they  are  once  well  compacted.     They  may  become  seriously  rutted,  how- 
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Fig.  5.    Standard  Split-Log  Drag  of  Penn.  State  Highway  Dept.  * 

ever,  under  heavy  traffic,  during  rainy  weather,  and  are  almost  sure  to 
need  dragging  several  times  each  year.  Such  roads  should  ordinarily  be 
dragged  as  soon  after  a  rain  as  practicable,  as  otherwise  the  surface  soon 
becomes  dry  and  hard,  so  that  it  is  necessary  to  do  considerably  more 
dragging  in  order  to  fill  the  ruts.  Furthermore,  the  material  which  the 
drag  moves  will  not  compact  readily  unless  it  contains  a  considerable 
amount  of  moisture.  In  general,  it  may  be  said  that  the  beet  time  to  drag 
any  type  of  road  is  when  the  material  composing  the  surface  contains 
sufficient  moisture  to  compact  readily  after  it  has  been  moved  by  the  drag 
and  is  not  sufficiently  wet  for  the  traffic  following  the  drag  to  produce  mud." 
41  Split-Log  Drag  (19b).  The  best  material  for  a  drag  is  dry  red  cedar.  Red  elm 
and  walnut  when  thoroly  dried  are  excellent,  and  soft  maple  or  even  willow  are  pref- 
erable to  oak,  hickory  or  ash.  The  log  should  be  7  or  8  ft  long  and  from  10  to  12 
In  in  diameter,  and  carefully  split  or  sawed  down  the  middle.  The  heaviest  and  beet 
slab  should  be  selected  for  the  front  Set  the  halves  flat  sides  to  the  front,  fasten  90 
in  apart  inside  measure  with  8  strong  stakes,  the  ends  of  which  are  wedged  in  two 
2-lnch  auger  holes,  bored  thru  the  slabs.  Both  slabs  are  the  same  length  but  the 
rear  one  should  extend  14  or  16  in  away  from  the  ditch  end  of  the  front  slab  as  indicated 
in  Fig.  5.  A  platform  of  1-in  boards  should  be  built  to  lay  on  top  of  the  slabs  to  enable 
**■  *Mver  to  walk  all  over  the  drag  quickly  and  securely.  To  fasten  the  chains,  simply 
->e  end  around  an  end  stake,  carry  it  over  the  top  of  the  slab,  out  to  the  doxibbs 
d  then  back  to  the  ditch  end  of  the  slab,  where  it  should  be  slipped  thru  a 
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rip  of  iron  a  or  i  in  wide,  ai 

n  42  in  long,  but  the  1 
lejirolongrd  if  it  is  mte/irkil  tlj»  in  tilt  length  of  the  slab.  The  Iron  should  b*  attached 
n  tint  it  will  beH  in  below  the  lower  edfB  of  lie  slab  at  the  ditch  end  while  the  other 
end  (honld  be  flush  sdth  the  slab.  The  botU  holding  the  plate  In  place  Bhould  hare 
flat  heeds  and  the  boles  to  receive  than  should  be  countersunk.  If  the  [aca  of  the  lof 
aande  plumb.  It  fa  well  to  wedge  out  the  lower  edge  of  the  blade  with  a  three- 
■up  el  wood-     Two  common  miitakai  an  made  in  constructing  a  drag,  1 
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mating  it  toe  heavy.     It  ihould  be  ao  light  that  one  man  cai 

wag  naponda  mote  readily  to  the  various  methods  of  hltchfng  and  to  tno  inllttng  01 
the  position  of  the  operator.  If  desired  a  drag  may  be  made  heavier  at  any  tune 
by  proper  weighting.  The  other  mistake  is  in  the  use  of  squared  timbers  with  too 
vide  a  face  on  the  ground,  Instead  of  those  with  sharp  edges,  whereby  the  cutting 
effect  of  the  aharp  edges  la  lost  and  the  drag  is  permitted  to  slide  over  inatead  of  to 
aquanee  the  Irregularities  in  the  surface  of  the  road. 

"Plans:  Drag  (19b).     Drags  may  be  made  of  planks  Inatead  of  logs.     In  soma 
kweJitiea  logs  of  suitable  size  are  hard  to  obtain  and  for  this  reason  plank  drags  are" 
raning  into  general  use.     Elm  and  cypress  are  perhaps  the  neat  wood  to  use  bat  if 
"  '  *  strong  and  light  will  do.     The  plank  should  be 


Fig.  7.    Standard  lap-Plank  Dreg  of  Praia.  Statu  Highway  Dept. 

or  S  ft  long  and  Z  by  12  in  in  section,  reinforced  lengthwise  of  its  center  by  a  2  by 
(a  ptaok.  The  other  detail*  (see  Fi*-.  8)  are  the  same  aa  for  a  split-log  dreg. 
"Ijup-Plank  Drag  (19b).  Another  form  of  home-made  drag  that  la  used  quite 
teu.  la  what  ia  called  the  lap  plank  drag  (see  Fig.  7).  This  lorm  of  drag  is  particularly 
efol  whan  the  soil  is  a  sticky  day  that  is  hard  to  work,  when  ft  la  wet,  with  the 
ift-ksg  or  plank  dreg.  It  will  move  but  a  very  small  quantity  of  earth,  however, 
id  lis  principle  nhie  la  to  puddle  toe  road  and  smooth  the  nrface  when  the  nits 
d  holes  are  not  deep.  This  drag  hi  usually  made  of  planks  about  9  ft  In  length, 
:  in  wide  and  t  In  thick.  They  may  be  bolted  together  or  bound  with  iron  straps 
aaeh  end  and  in  the  middle,  the  itrape  being  placed  about  1  ft  from  each  end.  The 
™h*  are  lapped  one  on  top  of  the  other,  usually  three,  the  top  one  being  the  forward 
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one.  Each  plank  is  lapped  over  the  underlying  one  about  6  in.  The  iron  straps  are 
from  4  to  6  in  wide,  and  the  end  ones,  to  which  a  chain  is  fastened,  extend  about  2  in 
beyond  the  front  edge  of  the  drag.  These  ends  have  holes  drilled  in  them  for  attaching 
the  chain. 

"  Steel  Drags  (19b).  While  the  wood  drags  are  more  generally  used,  yet  all  of 
the  road  machine  companies  are  now  manufacturing  all  steel  drags  and  these  can  be 
obtained  at  reasonable  prices." 

Illinois  Road  Drag  Law.  The  General  Assembly  of  the  State  of  Illinois,  in  1908, 
passed  a  Road  Drag  Law  authorising  the  road  commissioners  in  any  township  to  have 
earth  roads  dragged  at  all  seasons  of  the  year  whenever  it  was  deemed  to  be  beneficial, 
and  to  contract  with  the  adjoining  land  owners  for  this  work  at  a  rate  of  from  75  centa 
to  $1  per  mile,  not  less  than  20  ft  wide,  for  each  time  the  road  was  dragged,  the  higher 
price  to  be  paid  for  work  done  during  the  months  of  Dec,  Jan.,  Feb.,  or  March.  The 
law  also  provides  it  to  be  unlawful  to  place  loose  earth,  weeds,  sods,  or  other  vegetable 
matter  on  a  road  which  has  been  dragged  without  the  authority  of  the  road  officiaJa; 
to  place  any  material  which  will  prevent  the  free  flow  of  water;  for  any  traffic  to  pass 
over  a  surface  just  dragged  until  same  shall  have  partially  dried  out  or  have  frossen* 
except  in  those  instances  where  the  road  is  not  sufficiently  wide  to  provide  a  safe  by- 
pass or  on  roads  wide  enough  so  that  the  wheels  will  not  make  a  rut  nearer  than  9  ft 
to  the  center  of  the  dragged  portion.  In  order  that  all  commissjoners  should  follow 
the  same  practice,  the  following  instructions  were  published  (18a) : 

"Roads  properly  dragged  will  dry  out  weeks  earlier  in  the  spring  than  a  road  not 
so  maintained,  and  when  dried  out  will  be  smooth  and  in  excellent  condition.  More- 
over, they  will  not  rut  up  so  readily  during  the  winter.  The  ordinary  country  rosvd 
can  be  well  maintained  if  dragged  at  the  proper  time  on  an  average  of  twice  a  month. 
The  dragging  will  have  to  be  more  frequent  during  winter  and  spring  than  in  summer. 
Unless  the  road  is  in  the  right  condition,  the  work  of  dragging  will  be  wasted.  One 
thing  to  be  insisted  upon  is  that  the  work  be  done  at  the  right  moment.  The  right 
time  is  when  the  road  is  wet.  The  muddier  it  is  the  better  the  results.  On  a  rosvd 
that  is  in  extremely  bad  condition  where  the  mud  is  very  deep,  it  is  probable  that 
the  lap-plank  drag  can  be  worked  to  better  advantage.  In  the  summer  time  and  In 
the  early  fall,  dragging  should  be  done  while  it  is  actually  raining,  for  unless  the  rain 
is  exceptionally  heavy  and  long  continued,  the  water  will  penetrate  the  dry  roadbed 
so  fast  that  the  surface  will  be  comparatively  dry  when  the  drag  is  used  after  the 
rain  has  stopped,  with  the  result  that  the  road  surface  will  work  up  in  crumbs.  When 
this  happens  it  is  a  sign  the  road  is  too  dry.  The  nearer  it  is  possible  to  spread  the 
mud  over  the  road  as  a  mortar,  much  in  the  same  way  a  mason  works  mortar  with  a 
trowel,  the  greater  the  improvement  produced.  Under  no  conditions  should  a  road 
be  dragged  when  it  is  dry.  This  merely  crumbles  up  the  surface  and  makes  a  layer 
of  the  loose  material  which  quickly  becomes  dust  and,  when  wet,  is  turned  into  mod 
and  holds  the  water  on  the  surface  of  the  road.  Drag  when  the  road  is  good  and 
muddy.  Don't  drag  when  it  is  dry.  Drag  whenever*  possible  at  all  seasons  of  the 
year.  If  a  road  is  dragged  immediately  before  cold  weather,  it  will  freeae  in  a  smooth 
condition." 

g««..fl  County  Road  Drag  Contract.    "This  Contract,  made  this day  of 

191 . . .,  between  the  Board  of  County  Commissioners 

for. County,  Kansas,  party  of  the  first  part, 

and party  of  the  second  part; 

"Witnesseth;   1.  That  said  second  party  hereby  contracts  and  agrees  to  drag  and 

care  for  the  section  of  County  Road  hereinafter  described,  from  this  date  to 

191. . .,  said  road  being  known  as  Section of  Division 

of  County  Road  No ,  and  covering  as  follows:    Beginniag 

at and  ending  at or  a  .total 

length  of miles. 

2.  If  at  any  time  second  party  is  unable  to  drag  this  section  when  it  is  necessary, 
he  agrees  to  procure  a  substitute  who  will  perform  the  service  for  said  second  party* 

3.  Second  party  agrees  to  drag  this  section,  or  so  much  of  it  as  can  be  dragged,  at 
mwh  times  and  in  such  manner  required  by  the  County  Engineer. 

•♦.  he  will  keep  himself  informed,  by  actual  view  or  otherwise,  of  the  condition 
tion  of  road,  and  report  any  damage  to  culverts,  bridges,  or  grade,  promptly 
nty  Engineer. 
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5.  It  is  agreed,  that  for  the  service*  rendered  under  this  contract,  the  County  Com- 
mnanera  will  pay  said  second  party,  the  following,  in  full  compensation:    For  each 

round  trip  with  drag,  as  per  the  County  Engineer's  instructions, per 

■He,  being for  each  round  trip  over  entire  section.     For  repairing  culverts 

or  bridges,  or  any  other  service  rendered  on  County  Engineer's  orders, per 

tour  for  single  hand,  and per  hour  for  man  and  team.    Second  party  to 

make  an  his  voucher  for  such  services,  under  oath,  and  present  same  in  same  manner 
is  other  claims  against  the  county. 

6L  This  contract  will  be  annulled,  and  of  no  effect  upon  the  failure  of  the  second 
party  to  fulfill  the  contract,  and  he  hereby  agrees  upon  notice  of  such  failure,  to  return 
to  the  County  Engineer,  the  county  property  in  his  charge  and  surrender  this  contract 


Witness  our  hands,  this day  of ,191 

The  Board  of  County  Commissioners. 

By County  Engineer. 

Contractor." 

14.    Bibliography 

BOOKS 

tm  Aoo,  T.  R.  The  Construction  of  Roads  and  Pavements:  Chap.  4,  The  Con- 
struction and  Maintenance  of  Earth  Roads;  Chap.  6,  Sand-Clay  Roads;  McGraw- 
Hill  Book  Co. 

Z.  Baker,  I.  O.     Roads  and  Pavements,  Chap.  3,  Earth  Roads,  John  Wiley  &  Sons. 

8.  Blamchahd,  A.  H.  Elements  of  Highway  Engineering,  Chap.  6,  Earth  and  Sand- 
Clay  Roads,  John  Wiley  &  Sons. 

*>  Pagh,  L.  W.  Roads,  Paths  and  Bridges:  Chap.  4,  The  Earth  Road;  Chap.  5, 
The  Sand-Clay  Road;  Sturgis  &  Walton  Co. 

PERIODICAL  LITERATURE 

sw  Aoo,  T.  R.     Design  and  Construction  of  Earth  Roads  in  Iowa,  Eng.  News,  April 

16,  1914,  p.  821. 
I  Ago,  T.  R.  and  Cubtibs,  C.  D.    Oiled  Earth  Roads,  Not  365  Day  a  Year  Road  in 

Iowa,  Eng.  A  Cont.,  July  4, 1917,  p.  20. 

7.  BlLBB,  G.  H.     Maintenance  and  Repair  of  Earth  Roads,  Penn.  Highway  News, 

May,  1915,  p.  10. 

8.  Coolby,  6.  W.    Maintenance  of  Earth  Roads,  Proc.  Am.  Road  Cong.,  1914, 

p.  198. 
fc.  Eng.  Niwb,  Staff  Art.    Earth  Roads  by  Day  Labor,  Feb.  15, 1917,  p.  265. 
M.  Fletcher,  A.  B.    The  Oiled  Earth  Road  of  California,  HI.  Highways,  Oct., 

1915,  p.  159.      % 
U.  Gbabhakt,  W.  S.     (a)  Construction  and  Maintenance  of  Earth,  Sand-Clay  and 

OBed  Earth  Roads,  and  Culverts,  Bui.  Kansas  Agr.  Col.,  Vol.  3,  No.  6,  1911; 

(b)  Earth  Road  Maintenance,  Bui.  Univ.  of  Mich.,  Dec.,  1916,  p.  203. 
12.  Hbwbb,  L.  I.     Earth  Road  Improvement,  Cornell  C.  Engr.,  April,  1916,  p.  805. 
U.  III.  Highways,  Staff  Arts,     (a)  Road  Dragging,  July,  1914,  p.  84;  (b)  Road 

Rollers  in  the  Construction  of  Earth  Roads,  Nov.,  1916,  p.  141. 
U.  ^nf,  W.  S.    Success  in  Earth  Road  Contracting,  Eng.  Rec.,  Jan.  6, 1917,  p.  24. 
18.  Kocs,  1.  C.    An  Investigation  of  Sand-Clay  Mixtures  for  Road  Surfacing,  Trans. 

An.  Soc  C.  E.,  Vol.  77,  1914,  p.  1454. 
11.  Mooufoeld,  C.  H.    Earth,  Sand-Clay  and  Gravel  Roads,  Bui.  U.  S.  Dept.  Agr. 

463,  1917. 
17.  Mullbn,  J.  H.    Earth  Road  Construction  and  Maintenance,  Good  Roads,  March 

10,  1917,  p.  168. 
18b  MOBSiflON,  R.  L.    Earth  and  Gravel  Road  Maintenance,  Good  Roads,  Feb.  10, 

1917,  p.  96. 
It.  Pbnn.  State  Highway  Daft,    (a)  Earth  Road  Location  and  Construction,  Bui 

5,  1914;  (b)  Earth  Road  Maintenance,  Bui.  6,  1914. 


518 


Earth  and  Sand-Clay  Roads 


Sect.  11 


B.  H.  (a)  Earth  Road*,  IU.  Highway*  May.  1916,  p.  87;  <•)  Methods 
and  Costs  of  Oiling  Earth  Roads  in  Illinois,  Eng.  ft  Cont.,  Ana;.  2, 1916,  p.  112. 

SI.  Phatt,  J.  H.  (a)  Sand-Clay  Roads,  Proe.  Am.  Road  Bldra.  Assn.,  1918,  p.  167; 
(a)  Sand-Clay  and  Top  Soil  Roads,  the  Economic  Roads  for  North  Carolina, 
Proe.  N.  C.  Good  Roads  Inst.  1914,  p.  86. 

22.  Sawtb*,  K.  I.  The  Value  of  Continuous  System  of  Maintenance  of  Earth  Roads, 
Bui.  Univ.  of  Michigan,  Sept.,  1916,  p.  69. 

22.  ScHNBrra,  F.  E.  The  Necessity  for  Improvement  of  Roads  other  than  the  Hard- 
Surfaced  Main  Roads,  Better  Roads,  March,  1917,  p.  114. 

24.  Shbvto,  F.  T.    Care  of  Earth  Roads  in  Winter,  Eng.  Rec,  Jan.  27, 1917,  p.  142. 

26.  Slack,  S.  B.    Why  Sand-Clay  Compound  Road  Sous  are  Efficient,  Bui.  School 

of  C.  Eng.,  Univ.  of  Georgia,  1914. 
29.  Smith,  J.  E.    Natural  Sand-Clays  in  North  Carolina,  Southern  Good  Road*, 
Oct.,  1914,  p.  16. 

27.  Stbblb,  G.  D.    Earth  Roads,  Construction,  Maintenance  and  Equipment,  Better 

Roads,  March,  1914,  p.  16. 
26.  Stbahan,  C.  M.    Developing  an  Earth  Road,  Bui.  Univ.  of  Michigan,  Sept, 

1916,  p.  64. 
29.  Tbrbbll,  R.  C.    Earth  and  Gravel  Roads,  Proe.  Am.  Road  Bldrs.  Asm.,  1912, 

p.  166. 
29.  Turraa,  J.  E.    The  Economies  of  Macadam  Venus  Earth  Road  Construction, 

Eng.,  &  Cont.,  March  26, 1914,  p.  870. 

21.  U.  S.  O.  P.  R.    The  Road  Drag  and  How  it  is  Used,  U.  S.  Dept.  Agr.  Farmers' 

Bui.  697. 

22.  Winslow,  D.  H.    General  Instructions  to  Patrolmen  for  Maintenance  of  Sand- 

Clay  Roadway  on  the  Capital  Highway,  N.  C.  Rep.  to  U.  S.  O.  P.  R. 
82.  Wynn,  W.  A.    The  Construction,  Maintenance  and  Repair  of  Earth  Roads, 
Peon.  Highway  News,  March,  1916,  p.  24. 


SECTION  10 
GRAVEL  ROADS 


BY 

CHARLES  J.  BENNETT 

STATB  HIGHWAY  COMOSSIONHB  OF  CONNBOSJCUT 


GENERAL  DATA 

Art  Page 

1.  Historical  Development. . .  510 

2.  Characteristics 519 

3.  Drainage,  Foundations 

andSubgrade 520 

4.  Crowns 521 


MATERIALS 


5. 
6. 

7. 

8. 
9. 


521 


Occurrence  of  Gravels. . . . 
Physical  Properties  of 

Gravels 

Sampling  and  Tests  of 

Gravels 

Specifications  for  Gravels. 
Excavating,  Screening  and 

Hauling  Gravel 528 


521 

523 
527 


CONSTRUCTION 

Art.  Page 

10.  Types  of  Gravel  Roads. . .  534 

11.  Natural  Gravel  Roads 535 

12.  Surface  Methods  of  Con- 

struction    535 

13.  Trench  Methods  of  Con- 

struction    537 

14.  Specifications  for  Trench 

Methods 538 

15.  Construction  Cost  Data  545 

MAINTENANCE 

16.  CauBes  of  Failure 548 

17.  Methods  of  Maintenance.  548 

18.  Maintenance  Cost  Data. .  550 

19.  Bibliography 551 


GENERAL  DATA 

1.    Historical  Development 

The  first  roads  were  built  of  local  material  without  regard  to  durability 
or  suitability  for  road  purposes,  but  as  the  travel  developed,  it  became 
imperative  to  secure  materials  better  than  the  local  material  and  still  of 
easy  access.  The  next  step,  therefore,  after  the  earth  road  was  the  gravel 
road,  and  evidences  of  gravel  roads  are  found  in  antiquity,  proving  that 
the  logical  development  of  transportation  was  first  from  the  earth  to  the 
gravel  and  so  on.  Samples  of  gravel  roads  are  found  in  Rome  and  Great 
Britain.  The  Roman  roads  were  probably  built  by  slaves  and  captives 
of  the  Cflssars  and  the  British  roads  by  the  Britons  under  duress  by  their 
own  conquerors. 

2.    Characteristics 

Adaptability.  There  are  millions  of  miles  of  rural  highways  at  the  present 
time  which  are  not  improved  and  which,  when  constructed,  will  have  road- 
ways of  local  materials.  At  the  same  time,  there  is  an  enormous  need  for 
an  improvement  in  the  general  condition  of  all  rural  roads,  and  there  are 
few  communities  or  localities  where  suitable  material  may  not  be  found 
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convenient  for  the  improvement  of  these  highways.  By  far  the  most  uni- 
versal of  these  common  materials  is  gravel  secured  either  from  banks  or 
from  the  beds  of  streams.  The  location  is  easily  found.  The  material  is 
cheap  in  first  cost  and  easily  handled.  The  general  results  of  proper  gravel 
construction  are  more  satisfactory  and  economical  than  those  secured  from 
any  other  known  natural  material.  By  its  very  composition,  gravel  is 
suitable  for  a  road  surface,  the  material  having  been  formed  primarily  by 
the  washing  or  wearing  away  of  the  rough  corners  of  small  particles  of 
rock  in  such  a  manner  as  to  preserve  the  most  durable  particles  which, 
therefore,  will  take  a  considerable  amount  of  abrasive  wear  without  rapid 
disintegration.  By  the  same  method  of  formation,  the  material  has  gener- 
ally been  so  mixed  that  the  percentage  of  voids  is  comparatively  low, 
and  hence,  by  the  addition  of  a  small  amount  of  cheap  binding  material,  a 
practically  impervious  surface  can  be  secured  with  a  minimum  amount  of 
manipulation. 

Characteristics.  A  gravel  road  constructed  by  any  one  of  the  fallowings 
mentioned  methods  has  several  notable  peculiar  characteristics  which  do  not 
pertain  to  roads  of  other  types  unless  they  are  of  extremely  high  grade. 
A  gravel  road  is  easily  repaired.  The  material  for  repairs  is  locally  available 
and  of  the  same  character  as  the  material  of  which  the  road  was  originally 
built.  Such  a  road  is  fully  as  durable,  if  not  more  so,  than  a  crushed  stone 
road  unless  the  stone  which  has  been  crushed  is  of  an  extremely  hard  and 
tough  texture  with  a  high  coefficient  of  wear.  The  gravel  road  is  com- 
fortable to  ride  upon,  whether  at  a  slow  or  fast  speed,  due  probably  to  the 
almost  imperceptible  shifting  of  the  particles  which  go  to  make  up  the 
road  itself.  The  road  is  easy  of  traction  and  is  not  as  dusty  without  treat- 
ment as  an  earth  road  or  &  road  built  of  crushed  stone.  Without  bitu- 
minous treatment,  it  cannot  be  considered  as  adaptable  to  traffic  exceeding 
100  motor  vehicles  per  day  and  can  only  be  considered  safe  and  adaptable 
for  such  traffic  in  good  weather,  as  during  certain  months  of  the  year,  it  will 
be  practically  impassable  for  motor  travel.  Again,  as  the  travel  increases, 
the  cost  of  maintenance  will  increase  to  a  point  when  it  may  be  demon- 
strated that  it  would  be  cheaper  to  build  a  more  permanent  type  of  road- 
way. Climatic  conditions  have  much  influence  on  the  characteristics  of  a 
gravel  road.  For  instance,  the  objection  to  a  gravel  road  on  account  of 
adverse  frost  conditions  is  largely  eliminated  in  a  mild  climate.  Neverthe- 
less, a  gravel  road  has  its  limitations,  but  can  be  used  more  universally  and 
requires  less  technical  supervision  than  any  other  known  type  of  construction. 

3.    Drainage,  Foundations  and  Subgrade 

The  ordinary  rules,  which  apply  to  the  drainage  and  foundation  of  high- 
ways, are  applicable  to  gravel  roads  except  that  greater  care  should  be  taken 
in  the  preparation  of  the  foundation  and  subgrade  and  the  proper  drainage 
of  the  road  than  with  more  durable  types  if  the  road  is  to  be  given  con- 
tinuous use.     However,  carelessness  in  the  preparation  of  foundation  and 
subgrade  will  not  result  as  disastrously  in  the  case  of  gravel  roads  as  in  the 
case  of  a  road  of  more  expensive  type  since  the  cost  of  reconstruction  is 
materially  less.     Generally  speaking,  the  subgrade  should  be  free  frona 
projecting  stones,  stumps  and  pockets  of  vegetable  material,  should    be 
firmly  rolled,  and  shaped  in  such  a  manner  as  to  afford  a  proper  foundation 
4  he  gravel  surface.     The  drainage  both  beneath  and  on  the  sides  of  the 
'*ould  be  carefully  designed  so  as  to  give  continuous  service  and  the 
■es  of  sufficient  magnitude  to  remove  all  danger  of  washouts,  up*. 
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'    beavals  due  to  frost,  and  other  ills  which  may  result  from  improper  drainage 
design. 

4.    Crowns 

For  gravel  roads  which  are  to  be  treated  with  bituminous  carpets,  the 
cross-crown  on  the  road,  except  on  grades,  should  not  exceed  V%  in  per  ft. 
For  roads  which  are  to  be  treated  with  some  other  method  or  left  untreated, 
the  cross-crown  should  not  exceed  %  in  per  ft  with  the  exception  of  grades, 
where  the  cross-crown  should  be  sufficient  to  allow  the  water  to  run  laterally 
off  the  surface  of  the  road  without  causing  longitudinal  ruts. 

MATERIALS 

6.    Occurrence  of  Gravels 

Definitions.  Bank  gravel  is  denned  by  Committee  D-4,  Am.  Soc.  Test. 
Mat.  as  "gravel  found  in  natural  deposits,  usually  more  or  less  intermixed 
with  sand,  clay,  etc;  gravelly  clay,  gravelly  sand,  clayey  gravel  and  sandy 
gravel  indicate  the  varying  proportions  of  the  admixture  of  the  finer  mate- 
rials." Unless  otherwise  stated,  the  word  gravel  will  hereafter  be  used 
to  designate  bank  gravel. 

There  is  another  type  of  gravel  which  is  not  ordinarily  suitable  for  road 
construction,  namely,  river,  lake  or  sea  beach  gravel.  This  class  may  be 
defined  as  gravel  consisting  of  round  or  oval  stones  with  regular  smooth 
surfaces,  containing  no  binding  material  such  as  sand,  silt  or  clay. 

Formations.  Gravel,  as  noted  in  the  definition,  is  found  in  banks,  in 
the  beds  of  rivers  or  on  the  shores  of  large  bodies  of  water.  The  generally 
accepted  theory  of  the  existence  of  gravel  deposits  is  that  the  gravel  was 
deposited  during  the  glacial  period  of  the  earth's  geologic  history,  when 
so-called  terminal  moraines  were  formed.  The  relative  sizes  of  the  particles 
going  to  make  up  the  bank  gravel  were  supposedly  determined  by  the  relative 
agitation  of  the  water  in  which  the  particles  of  stone  were  suspended.  The 
gravel  located  near  the  beds  of  rivers  or  on  the  shores  of  lakes  or  seas  was 
and  is  still  formed  by  the  constant  attrition  of  particles  of  broken  rock 
one  upon  the  other,  these  particles  being  agitated  in  the  water  either  by  the 
wind,  tides  or  currents.   See  Sect.  3. 

Distribution.  The  precise  location  of  gravel  banks  is  largely  a  matter  of 
careful,  skillful  search.  Banks  may  be  located  by  a  practiced  observer, 
however,  by  simple  methods.  In  what  is  known  as  a  gravel  country,  that 
is  where  the  material  is  prevalent,  the  better  quality  is  sometimes  found  in 
low,  round  mounds,  and  the  character  of  the  gravel  may  easily  be  deter- 
mined by  the  digging  of  test  pits.  In  a  country  in  which  gravel  is  not 
generally  prevalent,  the  location  of  gravel  banks  may  be  indicated  by  a 
combined  growth  of  white  birch  and  small  pine  trees,  which  growth  almost 
invariably  indicates  the  presence  of  gravel  of  some  class  or  another,  but 
generally  of  a  good  quality.  Gravel  may  be  also  found,  as  noted,  in  the 
beds  of  streams  or  on  the  banks  of  lakes,  and  if  the  geologic  history  of  a 
section  of  country  is  known,  indications  of  gravel  may  be  secured  by  study- 
ing the  different  formations  and  the  possible  previous  location  and  path  of 


6.    Physical  Properties  of  Gravels 

Composition  and  Characteristics  of  Different  Gravels.  In  the  first  place, 
it  may  be  said  that  no  two  gravels  are  likely  to  have  the  same  composition 
and  characteristics.     Consequently,  it  is  difficult  to  draw  a  specifier'- 
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far  the  material  to  be  used  in  a  gravel  road  within  very  narrow 
Nevertheless,  there  are  certain  prime  requisites  which  are  necessary  in  all 
gravel,  which  may  be  used  for  satisfactory  gravel  construction. 

The  composition  and  laboratory  tests  of  gravels  from  Iroquois  Bkach, 
Lakc  Ontario,  Canada  as  given  by  Reinecke  (25)  are  as  follows: 


Composition 


ru       '      Lime 
Ulmy        Carbonate 


Estimated  Percentage 
In  the  Gravel  Portion  of 


Lime- 
stone 
Pebbles 


8 

3 


4 

ill 


1 

■8 


I 


Lot  8.. 
Lot  28.. 
Pit  117. . 
Pit  148.. 

Pit  146/ 


None 
None      J 
None 

6  to  10%  { 

Small      1 
amount  J 


None 

Moderate 

amount 

Abundant 

Present 

with  day 

Abundant 


86 

90  to  96 

70 

50 

50 


10 
Small 

20 
Rare 

25 


5 
Small 
10 
60 

25 


2.2 
2.7 
2.6 
7.5 

8.7 


18.2 

14.7 

16.1 

6.4 

11.0 


84 

66 

117 


72 


Agg  (6b)  describes  the  composition  of  Iowa  gravels  as  follows:  "The  fact  that 
Iowa  gravels  do  not  contain  as  great  a  percentage  as  is  desirable  in  material  to  be 
used  for  road  surfacing  is  shown  by  the  following  results  of  the  analysis  of  161  sai 
of  gravel  which  were  obtained  from  practically  every  county  in  the  state  that 
any  gravel. 

"Seventy-eight  samples  contained  less  than  25%  of  material  that  was  retained  on 
the  H-h*  screen. 

"Thirty-eight  samples  contained  less  than  85%  and  more  than  26%  of  material  that 
was  retained  on  the  }rf~in  screen. 

"Nineteen  samples  contained  less  than  50%  and  more  than  86%  of  material  that 
was  retained  on  the  M-in  screen. 

•I  Sixteen  samples  contained  an  excess  of  50%  of  material  that  was  retained  on  a 
Ji-in  screen.  This  last  named  group  includes  all  of  the  gravels  that  are  really  coarse 
enough  for  high  grade  gravel  surfacing,  but  since  such  a  small  percent  of  Iowa  gravels 
are  of  this  class,  it  is  necessary  to  adapt  the  construction  methods  to  the  use  of  the 
poorer  gravels. 

"In  general  Iowa  gravels  do  not  contain  sufficient  clay  to  serve  as  a  permanent 
binder  and  yet  the  gravels  do  bind  in  time,  showing  that  some  other  element  in  the 
gravel  is  a  factor  in  the  bonding  action.    The  variation  in  day  content  and  the  com- 
paratively small  amount  of  day  the  materials  contain  are  shown  by  the  following 
results  of  the  analysis  of  the  161  samples  mentioned  above: 
107  samples  contain  less  than    6%  of  clay; 
32  samples  contain  less  than  11%  -of  day  hut  more  than    6%; 
8  samples  contain  less  than  16%  of  day  but  more  than  11%; 
4  samples  contain  more  than  16%  of  day/' 

Requisites  of  Good  Gravel.    Gravel  for  road  building  purposes  should 

generally  consist  of  material  formed  from  hard  stone  particles  which  will 

resist  abrasion.     It  should  contain  of  these  stone  particles  at  least  75% 

<-*  -anging  in  sise  from  ^  to  1^  or  2  in.     Stone  particles  above  2 

oo  large  to  use  in  the  construction  of  gravel  roads  unless  they 
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be  built  in  courses.  The  gravel  should,  in  addition,  contain  about  25% 
of  a  sand  or  clay  mixture,  of  which  from  8  to  15%  should  be  clay  or  similar 
binding  material,  such  as  oxide  of  iron  or  limestone.  Naturally,  there  are 
few  gravel  banks  which  will  fulfill  all  the  requirements  mentioned  without 
either  the  addition  or  removal  of  some  material.  Generally  speaking,  most 
gravels  contain  either  too  many  large  stones  or  too  large  a  proportion  of 
fine  sand.  A  gravel  bank  which  contains  gravel  in  proper  proportions  for 
road  building  is  extremely  rare.  On  the  other  hand,  many  gravel  banks 
exist  which,  by  the  addition  of  material  easily  secured  locally,  will  give 
excellent  results  when  used  for  road  building  purposes.  The  proportion  of 
binding  material  required  depends  mainly  on  the  type  of  road  to  be  con- 
structed as  discussed  in  Art.  10. 

Durability.  As  mentioned  above,  the  stone  pebbles  which  go  to  make 
up  the  gravel  should  be  of  hard  and  tough  character.  Many  gravel  banks, 
otherwise  suitable  for  road  work,  fail  in  that  the  stone  particles  crumble 
up  under  the  abrasion  of  metal  tires  and  become  dust  so  soon  that  the 
gravel  road  easily  wears  out. 

Binder.  As  noted  above,  gravel  should  contain  from  8  to  15%  of  cement- 
ing material,  such  as  clay,  limestone  or  iron  oxide.  One  of  the  best  binders 
for  gravel  is  clay  and  the  amount  of  clay  content  to  be  included  in  road 
building  gravel  varies  considerably,  and  should  vary  not  only  with  the 
character  of  the  material  going  to  make  up  the  gravel  but  also  with  the 
climatic  conditions  under  which  the  material  is  used.  In  cold  and  wet 
countries,  a  smaller  amount  of  clay  should  be  used,  since  the  tendency  of 
day  is  to  make  mud.  In  warmer  and  dryer  climates,  an  additional  amount 
of  day  should  be  used,  as  here  the  amount  of  moisture  is  less  and  there  is 
a  greater  need  for  binder  and  less  danger  of  mud  therefrom.  The  bond  of 
the  gravel  road  is  entirely  chemical;  that  is,  there  is  no  mechanical  bond 
between  the  particles  since  they  are  round  and  will  easily  roll  one  upon  the 
other.  Consequently,  some  chemical  bond  must  be  secured  which  can 
be  obtained  by  the  use  of  clay  or  other  cementing  material  which  has  a 
ehemical  action  on  the  particles.  There  are  many  proprietary  substances 
sold  for  the  purpose  of  binding  gravel  roads.  These  substances  are  referred 
to  in  Art.  17.  In  connection  with  the  binder  for  gravel,  it  is  sometimes 
the  custom  to  add  loam  to  the  gravel  for  binding  purposes.  The  use  of 
loam  is  poor  practice  unless  nothing  else  can  be  secured.  There  are  few 
localities,  however,  where  either  stone  chips  or  clay  may  not  be  secured 
so  that  the  use  of  loam  is  hardly  excusable. 

7.    Sampling  and  Tests  of  Gravels 

Sampling  Gravel  from  Pits,  Stream  Beds,  Etc.  In  order  to  make  the 
inoper  laboratory  tests  on  gravel,  it  is  necessary  to  take  samples  of  local 
material  in  such  a  manner  that  the  test  will  indicate,  so  far  as  is  possible, 
a  relation  between  the  sample  and  the  entire  bank.  Consequently  great 
care  should  be  .taken  in  securing  samples  of  gravel  to  take  such  material  as 
will  indicate  the  general  character  of  the  bank,  having  in  mind  the  propor- 
tions and  different  sixes  as  they  exist,  together  with  the  character  of  the 
material  which  goes  to  make  up  the  pebbles  and  also  the  finer  material. 
In  this  connection,  it  might  be  wise  to  add  a  sample  from  other  sources  which 
would  indicate  the  character  of  binding  material  which  might  be  found  in 
the  same  locality  and  which  might  be  added  to  the  existing  gravel  to  give 
successful  results.  In  connection  with  the  testing  of  gravel,  it  may  be  well 
to  state  that  for  many  banks  an  inspection  of  the  gravel  and  local  - 
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built  from  it  will  give  a  very  fair  indication  of  the  value  of  the  material 
for  road  making  purposes,  but  the  different  tests,  as  outlined  below,  will 
supplement  the  practical  knowledge  gained  by  observation  and  give  actual 
results  as  to  the  resistance  of  the  gravel  to  abrasion  and  its  suitability  as 
indicated  by  the  different  operations  and  tests  thru  whioh  the  gravel  is 
required  to  pass. 

The  following  method  for  sampling  gravel  was  adopted  at  the  first  con- 
ference of  State  Highway  Testing  Engineers  and  Chemists,  called  by  the 
U.  S.  O.  P.  R.  in  Feb.,  1917. 

"  By  Whom  Taken:  Samples  are  to  be  taken  by  the  engineer  or  his 
authorised  representative. 

"  When  Taken:     Samples  are  to  be  taken  from  the  proposed  source  of 

supply  at  least days  before  the  gravel  is  to  be  accepted  or  rejected, 

also  from  every cu  yd  excavated,  or  when  the  quality  or  appearance 

of  the  gravel  changes,  and  at  such  other  times  as  may  be  directed  by  the 
engineer. 

"  Where  and  How  Taken:  (1)  Sampling  at  the  pit.  Enough  samples 
shall  be  taken  to  represent  an  average  of  the  material.  An  individual 
sample  must  be  taken  thru  a  full  vertical  section  of  that  material  which 
it  is  proposed  to  use  at  the  point  selected.  Each  sample  shall  be  taken  from 
a  freshly  exposed  vertical  face.  (2)  Sampling  from  cars,  barges,  etc. 
Enough  samples  shall  be  taken,  as  directed  by  the  engineer,  to  represent 
average  composition.  Samples  from  cars  shall  be  taken  from  both  ends 
and  from  top  and  bottom  of  the  car. 

"Amount  and  Size  of  Sample:  (1)  Sampling  for  quality:  Sample  shall 
weigh,  for  screened  gravel,  25  to  30  lb;  for  bank  gravel,  50  to  75  lb.  (2) 
Sampling  for  size.  A  sample  for  size  shall  weigh  not  less  than  10  lb  for  mate- 
rials of  %  in  maximum  diameter  or  less.  Samples  of  materials  of  other 
sixes  shall  increase  in  weight  to  a  maximum  of  approximately  60  lb,  vary- 
ing with  the  size  and  weight  of  the  largest  pieces  represented  by  the  sample. 
The  sample  shall  be  representative  of  the  product  as  delivered  for  use. 

44  Marking  and  Shipping:  Samples  shall  be  shipped  in  tight  boxes  or 
bags  and  shall  be  accompanied  by  a  card  in  the  container  or  securely  at- 
tached thereto,  stating  date,  by  whom  taken,  by  whom  submitted,  source 
of-  supply,  exact  location  where  sample  was  taken,  proposed  purpose  to 
which  the  material  is  to  be  put,  space  for  remarks,  and,  in  case  of  pit  or 
bank  investigation,  owner,  quantity  available,  amount  and  character  of 
stripping,  whether  material  from  same  source  has  been  previously  used, 
where  and  for  what  purpose,  and  with  what  results,  haul  to  nearest  point 
on  road,  average  haul  to  job,  character  of  haul,  initial  cost  of  work."- 

The  Methods  of  Testing  Gravels  given  herewith  are  those  adopted  by 
the  Special  Committee  on  "  Materials  for  Road  Construction"  of  the  Am. 
Soc.  C.  E.f  designated  Am.  Soc.  C.  E.  Method,  those  proposed  by  Com- 
mittee D-4,  "  Standard  Tests  for  Road  Materials"  of  the  Am.  Soc.  Test. 
Mat.,  designated  Am.  Soc.  Test.  Mat.  Com.  D-4  Method,  and  those 
adopted  at  the  first  conference  of  State  Highway  Testing  Engineers  and 
Chemists  called  by  the  U.  S.  O.  P.  R.  in  Feb.,  1917. 

Mechanical  Analysis  of  Broken  Stone,  Broken  Slag  or  GraveL  Am.  Soc. 
Test.  Mat.  Com.  D-4  Method.  "  The  method  shall  consist  of,  first, 
drying  at  not  more  than  1 10°  C  (230°  F)  to  a  constant  weight  a  sample 
weighing  in  pounds  six  times  the  diameter  in  inches  of  the  largest  holes 
required ;  second,  passing  the  sample  thru  such  of  the  following  sised  screens 
*ng  circular  openings  as  are  required  or  called  for  by  the  specification* 
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screens  to  be  used  in  the  order  named:  8.89  cm  (3.5  in),  7.62  cm  (3  in), 
6.35  cm  (2.5  in),  5.08  cm  (2  in),  3.81  cm  (1.5  in),  3.18  cm  (1.25  in),  2.64 
cm  (1  in),  1.90  cm  (0.75  in),  1.27  cm  (0.5  in),  and  0.64  cm  (0.26  in);  third, 
determining  the  percentage  by  weight  retained  on  each  screen;  fourth,  re- 
cording the  mechanical  analysis  in  the  following  manner: 

Percentage  passing  0.64-cm  (#-in)  screen e= 

Percentage  passing  1.27-cm  (Mrin)  screen  and  retained  on 

0.64-cm  ( K-in)  screen = 

Percentage  passing  1.90-cm  (K-in)  screen  and  retained  on 

1.27-cm  ( J^-in)  screen = 

Percentage  passing  2.54-cm  (1-in)  screen  and  retained  on 
1.90-cm  (2£-in)  screen a 

\ " 

100.00" 


Mechanical  Analysis  of  Sand  or  Other  Fine  Highway  Material.  (See 
Sect  17,  Art.  4). 

Mechanical  Analysis  of  Mixtures  of  Sand  or  Other  Fine  Highway  Ma- 
terial with  Broken  Stone,  Broken  Slag,  or  Gravel.  Am.  Soc.  C.  £.  Method. 
"  The  method  shall  consist  of:  (1)  Drying  at  not  more  than  110°  C  (230° 
F)  to  a  constant  weight,  a  sample  weighing  in  pounds  six  times  the  diameter 
in  inches  of  the  largest  holes  required;  (2)  separating  the  sample  by  the 
use  of  a  10-meah  sieve  (Am.  Soc.  Test.  Mat.  standard  sieve) ;  (3)  examin- 
ing the  portion  retained  on  the  10-mesh  sieve  in  accordance  with  the  method 
for  w**AiTig  a  '  Mechanical  Analysis  of  Broken  Stone,  Broken  Slag,  or 
Gravel ';  (4)  examining  the  portion  passing  the  10-mesh  sieve  in  accordance 
with  the  method  for  making  a  '  Mechanical  Analysis  of  Sand  or  Other 
Fine  Highway  Material';  (5)  recording  the  mechanical  analysis  in  the 
ibUowing  manner: 

Percentage  passing  200-mesh  sieve = 

Percentage  passing  100-mesh  sieve  and  retained  on  200-  v 

mesh  sieve = 

Percentage  passing    80-mesh  sieve  and  retained  on  100- 
mesh  sieve = 

Percentage  passing    10-mesh  sieve  and  retained  on    20- 

mesh  sieve = 

Percentage  passing  0.64-cm  ( X~'w)  screen  and  retained 

on  10-mesh  sieve ™ 

Percentage  passing  1.27-cm  (Vj-in)  screen  and  retained 

on  0.64-cm  (  M-in)  screen =» 

Percentage  passing  1.90-cm  (%-in)  screen  and  retained 

on  1.27-cm  (H-in)  screen  * = 


100.00  " 


Voids  in  Mineral  Aggregates.  Am.  Soc.  Test.  Mat.  Com.  D-4  Method. 
44  The  voids  in  mineral  aggregates  shall  be  determined  by  the  Cone  Specific 
Gravity  Method.  In  the  method  of  making  the  determination  of  voids,  as 
hereinafter  described,  there  shall  be  used  a  truncated  cone  made  of  No.  18 
B.  &  S.  gage  galvanized  steel  with  calked  seams  and  having  the  following 
dimensions:  overall  diameter  of  bottom,  25.4  cm  (10  in) ;  overall  height,  25.4 
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cm  (10  in) ;  inside  diameter  of  opening,  7.6  cm  (3  in).  The  test  shall  be  made 
in  the  following  manner:  First,  thoroly  mix  the  aggregate  by  rolling  on 
paper;  second,  fill  the  cone  with  aggregate  avoiding  segregation;  third, 
compact  aggregate  in  cone  by  oscillation  on  edge  of  cone  resting  on  wooden 
floor,  wooden  box,  or  block  of  wood,  and  use  cotton  waste  pressed  against 
surface  of  aggregate  to  prevent  segregation  during  oscillation;  fourth, 
continue  to  add  aggregate  and  compact  until  the  cone  is  full  of  thoroly 
compacted  aggregate,  which  process  will  require  from  300  to  500  oscillations; 
fifth,  weigh  cone  with  aggregate;  sixth,  weigh  cone  empty;  seventh,  weigh 
cone  full  of  clean  water;  eighth,  determine  the  specific  gravity  of  aggregate; 
ninth,  the  percentage  of  voids  in  the  aggregate  shall  be  calculated  by  the 
following  formula:  ,  . 

PERCENTAGE  OF  VOIDS   -    ]  1  —  — 7—7:  >    100 

(  {B  —  A)  D) 

in  which  A  represents  the  weight  in  grams  of  the  cone;   B,  the  weight  in 
grams  of  the  cone  filled  with  water;    C,  the  weight  in  grams  of  the  cone* 
filled  with  compacted  aggregate;   D,  the  specific  gravity  of  the  aggregate." 

Abrasion  Test  for  Gravel.  Am.  Soc.  C.  E.  Method.  "The  test  for 
abrasion  of  gravel  shall  be  made  with  a  Deval  abrasion  machine.  (For 
description  of  machine,  see  Sect.  11,  tests  for  broken  stone).  A  charge 
of  gravel  shall  consist  of  pieces  which  shall  pass  a  screen  having  circular 
openings  5.08  cm  (2  in)  in  diameter  and  be  retained  on  a  screen  having 
circular  openings  1.27  cm  (0.5)  in  diameter.  The  total  weight  of  gravel  in 
a  charge  shall  be  within  10  g  of  5  kg  (11.02  lb).  The  gravel  to  compose 
a  charge  shall  be  washed,  and  dried  in  a  closed  oven  for  1  hr  at  a  temperature 
within  5°  of  110°  C  (230°  F).  The  charge  of  gravel  shall  be  placed  in  one 
cylinder  of  the  machine,  which  shall  be  rotated  at  a  rate  of  not  less  than 
30  nor  more  than  33  rev  per  min.  Ten  thousand  revolutions  shall  con- 
stitute a  test.  The  percentage  of  material  worn  off  which  will  pass  thru 
a  sieve  having  openings  of  0.16  cm  (0.06  in)  shall  be  considered  the  amount 
of  wear  of  the  charge  of  gravel.  The  loss  by  abrasion,  determined  as  stated, 
shall  be  expressed  in  terms  of  the  percentage  of  the  total  weight  of  the 
charge  of  gravel." 

Method  adopted  at  first  conference  of  State  Highway  Testing  Engineers 
and  Chemists.  "  The  aggregate  is  first  screened  thru  screens  having  cir- 
cular openings  2  in,  1  in,  and  H  in  in  diameter.  The  sixes  used  for  this  test 
are  equally  divided  between  those  passing  the  2-in  and  retained  on  the 
1-in  screen,  and  those  passing  the  1-in  and  retained  on  the  J-tf-in  screen. 
The  material  of  these  sizes  is  washed  and  dried.  The  following  weights  of 
the  dried  stone  are  then  taken:  2500  g  of  the  size  passing  the  2-in  and 
retained  on  the  1-in  screen,  and  2500  g  of  the  size  passing  the  1-in  and  retained 
on  the  %-in  screen.  This  material  is  placed  in  the  cast-iron  cylinder  of 
the  Deval  machine  as  specified  for  the  standard  abrasion  on  stone.  Briefly 
described,  this  machine  consists  of  a  frame  and  two  or  .more  cylinders 
mounted  at  an  angle  of  30°  with  the  axis  of  rotation.  The  cylinders  are  of 
the  following  size:  20  cm  diameter  by  34  cm  deep,  inside  dimensions. 
Six  cast-iron  spheres,  1.875  in  in  diameter  and  weighing  approximately 
0.95  lb  each,  are  placed  in  the  cylinder  as  an  abrasive  charge.  The  iron 
composing  these  spheres,  which  are  the  same  as  those  used  in  the  Standard 
Paving  Brick  Rattler  Test,  has  the  following  limits  of  composition:  Com- 
bin***  nnrKwMi  not  under  2.50% ;  graphite  carbon,  not  over  0.25% ;  silicon, 
r  "•  •  manganese,  not  over  0.50% ;  phosphorus,  not  over  0.25% ; 

r  0.08%. 
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"After  the  cast-iron  spheres  have  been  placed  in  the  cylinder,  the  lid  is 
bolted  on  and  the  cylinder  mounted  in  the  frame  of  the  Deval  machine. 
The  duration  of  the  test  and  the  rate  of  rotation  are  the  same  as  specified 
for  the  standard  test  for  stone,  namely,  10  000  revolutions  at  a  rate  of 
30  to  33  rev  per  min.  At  the  completion  of  the  test  the  material  is  taken 
out  and  screened  thru  a  No.  Id  mesh  screen.  The  material  retained  upon 
the  screen  is  washed  and  dried  and  the  percent  loss  by  abrasion  of  the 
material  passing  the  No.  16  screen  calculated. 

"  When  the  material  has  a  specific  gravity  below  2.20,  a  total  weight  of 
4000  g  instead  of  5000  g  shall  be  used  in  the  abrasion  test." 

Cementation  Test  for  Gravel  Powders.    See  Sect.  11,  Art.  5. 

Elutriation  Test  for  Silt.  Method  adopted  at  first  conference  of  State 
Highway  Testing  Engineers  and  Chemists.  "  The  entire  sample  is  moist- 
ened and  thoroly  mixed  and  a  sample  weighing  approximately  105  g*  is 
obtained  for  elutriation  and  grading  by  quartering  or  by  selecting  small 
portions  from  various  parts  of  a  flat  pile.  The  sample  is  then  dried  at 
not  over  110°  C  (230°  F).  This  dried  sample  is  accurately  weighed  and 
placed  in  a  500  cc*  beaker,  and  about  350  cc*  of  water  is  added  and  agitated 
in  such  manner  that  no  whirling  results.  After  settling  for  20  sec  the 
water  is  poured  off  thru  a  200-mesh  sieve,  and  the  operation  of  agitation, 
sedimentation  and  decantation  repeated  until  the  wash  water  is  approxi- 
mately clear.  Particles  caught  on  the  200-mesh  sieve  are  then  washed 
back  into  the  washed  sample  remaining  in  the  beaker.  The  entire  washed 
sample  is  dried  to  constant  weight,  and  accurately  weighed,  and  the 

ORIGINAL  WEIGHT  —  FINAL  WEIGHT  „ 

PERCENT  BY  ELUTRIATION  ™ -. 

ORIGINAL  WEIGHT 

8.    Specifications  for  Gravels 

The  following  specifications  for  gravels  were  adopted  at  the  first  con- 
ference of  State  Highway  Testing  Engineers  and  Chemists  called  by  the 
V.  S.  O.  P.  R.  in  Feb.  1917. 

"  General.  The  gravel  shall  be  composed  of  hard,  durable  rock,  of  high 
resistance  to  abrasion,  together  with  sand  and  clay  or  other  binding  material, 
and  shall  be  free  from  thin  or  elongated  pieces. 

"  Grading  for  Base  Course.     (1)  The  gravel,  when  tested  by  means  of 

laboratory  screens,  shall  meet  the  following  requirements:    Passing  a 

in  screen,  100%;  total  retained  on  K-in  screen,  ....  %  to %.     (2)  The 

material  retained  on  the  }£-in  screen  is  known  as  coarse  aggregate.  The 
coarse  aggregate,  when  tested  by  means  of  a  laboratory  screen,  shall  meet 

the  following  requirement:     Total  retained  on  ....   in  screen, %  to 

....  %.  (3)  The  material  passing  the  }£-in  screen  is  known  as  fine  aggre- 
gate.    The  fine  aggregate,  when  tested  by  means  of  a  laboratory  sieve, 

shall  meet  the  following  requirement:  Total  passing  200-mesh  sieve % 

to %. 

"  Grading  for  Wearing  Course.  (1)  The  gravel  when  tested  by  means 
of  laboratory  screens,  shall  meet  the  following  requirements:    Passing  a 

in  screen,  100% ;    total  retained  on  ^4-in  screen %  to %. 

(2)  The  material  retained  on  the  ^-in  screen  is  known  as  coarse  aggregate. 
The  coarse  aggregate,  when  tested  by  means  of  a  laboratory  screen,  shall 


•If  the  sand  is  so  coarse  that  a  100-g  sample  Is  not  sufficient,  the  size  of  the  sample, 
the  container,  and  the  amount  of  water  used,  may  be  proportionally  increased. 


528  Gravel  Roads  Sect.  10 

meet  tke  following  requirement:  Total  retained  on  ....  in  screen,  ....  % 
%.  (3)  The  material  passing  the  K-in  screen  is  known  as  fine  aggie- 
gate.  The  fine  aggregate,  when  tested  by  means  of  laboratory  sieve,  shall 
meet  the  following  requirement:    Total  passing  200-mesh  sieve,  -....%  to 

Am.  Soc.  Mun.  Imp.  specifications  for  gravel.     See  Art.  14. 

Can.  Soc  C.  E.  specifications  for  gravel  adopted  in  1917  are  as  follows: 

"Definition.  Gravel  shall  conaiat  of  naturally  formed  fragments  of  tough,  durable 
rock,  well  graded  in  she  from  the  smallest  to  the  largest,  free  from  flat,  elongated 
particles,  and  shall  not  contain  more  than  15%  by  weight  of  soft,  friable  material. 
It  shall  not  contain  an  excess  of  clay  nor  an  excess  of  loose  or  adhering  dust,  vegetable 
loam  or  other  deleterious  matter.     It  shall  be  satisfactory  to  the  engineer  in  all  respects. 

"Screened  Gravel.  Screened  gravel  Is  gravel  fulfilling  the  above  requirements 
which  is  screened  into  one  or  more  of  the  sizes  defined  in  the  Specifications  for  Crushed 
Stone.    See  (10)  and  Sect.  11,  Art.  7. 

"Run  of  bank  gravel  is  gravel  fulfilling  the  requirements  of  these  specifications, 
which  shall  be  classed  under  one  of  three  grades  shown  below  according  to  qualities 
determined  in  a  properly  equipped  laboratory.  The  properties  determined  shall  be 
the  coefficient  of  wear  and  the  proportions  of  the  various  sizes  of  particles  present. 

"The  coefficient  of  wear  shall  be  determined  on  material  passing  a  screen  having 
circular  openings  2  in  in  diameter  and  retained  by  a  screen  having  circular  openings 
J^  in  in  diameter.  The  test  shall  be  conducted  in  the  same  manner  as  that -for 
determining  the  coefficient  of  wear  of  crushed  stone.  Run  of  bank  gravel  shall  be 
classed  according  to  the  following  grades: 

"Grade  A  is  a  run  of  bank  gravel  containing  a  large  percentage  of  pebbles  of 
igneous  rocks.  It  shall  not  contain  more  than  5%  by  weight  of  material  which  shall 
be  retained  on  a  screen  having  4  in  circular  openings,  and  not  more  than  45%  by 
weight  of  material  which  shall  pass  a  screen  having  \i  In  square  openings.  It  shall 
not  contain  more  than  8%  by  weight  of  clay  or  loam  nor  have  a  coefficient  of  wear 
of  less  than  14. 

"  Grade  B  is  a  run  of  bank  gravel  containing  a  smaller  percentage  of  igneous  rock 
pebbles.  It  shall  not  contain  more  than  5%  by  weight  of  material  which  is  retained 
by  a  screen  having  4  in  circular  openings  nor  more  than  60%  by  weight  of  material 
retained  by  a  screen  having  M  in  square  openings.  It  shall  not  contain  more  than 
9%  by  weight  of  clay  or  loam  nor  have  a  coefficient  of  wear  of  less  than  11. 

"Grade  C  is  a  run  of  bank  gravel  composed  chiefly  of  pebbles  of  sedimentary  rock. 
It  shall  not  contain  more  than  5%  by  weight  of  material  which  is  retained  on  a  screen 
having  4  in  circular  openings,  and  not  more  than  80%  by  weight  of  material  which 
passes  a  screen  having  H  in  square  openings.  It  shall  not  contain  more  than  12%  by 
weight  of  clay  or  loam  nor  have  a  coefficient  of  wear  of  less  than  7. 

"  Grade  D  is  a  run  of  bank  gravel  which  does  not  meet  the  requirements  of  any  of 
the  above  grades  and  which  may  be  used  only  by  written  permission  of  the  engineer. 

"When  so  directed  by  the  engineer,  gravel  shall  be  crushed.  The  material  so 
produced  shall  conform  to  the  requirements  of  screened  gravel  or  run  of  bank  gravel  as 
directed  by  the  engineer." 

9.    Excavating,  Screening  and  Hauling  Gravel 

Excavation.  There  are  many  methods  of  excavating  gravel  from  the 
pit,  each  of  which  has  its  use  for  particular  local  conditions.  The  height 
of  the  bank,  whether  above  or  below  the  ordinary  ground  level,  or  whether 
easily  accessible  from  the  highway;  all  these  factors  enter  into  the  methods 
of  excavation.  Ordinarily,  for  pits  which  are  above  the  road  over  which 
the  material  is  to  be  hauled  to  the  work,  gravity  can  be  employed  in  handling 
the  material;  while  for  pits  below  the  surface,  some  mechanical  method  of 
elevation  should  be  employed  if  the  job  is  of  sufficient  magnitude.  If 
thn  iob  is  of  small  extent,  the  gravel  may  be  excavated,  screened  and 
and.  If  a  job  is  of  greater  extent,  the  material  may  be  handled 
wvel  loading  directly  into  the«carts  or  directly  into  the  screens 


Ait.  9  Excavating,  Screening  and  Hauling  Gravel  529 

as  outlined  below.  Convenient  area,  in  the  vicinity  for  the  waste  material 
which  may  not  be  used,  should  be  supplied  so  that  the  excavated  material, 
which  is  of  no  use,  can  be  easily  disposed  of  without  obstructing  the  eco- 
nomical operation  of  the  gravel  bank. 

Care  of  Gravel  Pits  in  Winter.  Recommendations  by  the  Iowa  State  Highway 
Commission  (16c).  "Cover  the  surface  with  a  heavy  coat  of  straw.  Thai  will  keep 
oat  the  frost  and  win  save  much  dynamite.  Open  up  the  runway,  on  an  easy  grade, 
at  the  south  aide  of  the  gravel  pit,  ao  that  the  sun  will  help  with  its  heat.  Back  down 
the  runway  and  load  ao  that  the  pit  is  circular  and  as  soon  as  possible  drive  into  the 
pit  and  make  a  circuit  in  coming  out.  Keep  the  bank  caved  down  from  the  top, 
throwing;  all  black  dirt  and  frozen  chunks  out.  Always  load  from  the  bottom  and 
dean  up  as  you  go.  Keep  pushing  back  the  straw  as  it  is-necessary  to  uncover  for 
more  material  Cave  down  the  last  thing  at  night  and  remove  all  f  roxen  chunks  toward 
the  center  which  cannot  be  used  for  road  material  Be  sure  that  the  walla  of  the 
pit  are  entirely  covered  with  loose  material  when  left  for  the  night  or  over  Sunday/' 

Screening.  As  suggested  in  Art.  4,  there  are  few  gravel  banks,  which 
contain  material  of  a  proper  quality,  without  screening  or  the  addition 
of  other  materials,  for  the  construction  of  a  gravel  road.  For  the  ordinary 
gravel  road,  built  with  comparatively  little  care  for  light  travel,  the  neces- 
sity for  grading  material  is  sometimes  roughly  covered  by  simply  raking 
or  shovelling  out  the  larger  sized  stones;  but  for  roads  built  with  any 
degree  of  care  for  moderately  heavy  travel,  or  for  roads  which  are  to  be 
treated  either  with  a  bituminous  surface  or  with  a  dust  palliative,  con- 
siderable care  should  be  taken  in  separating  different  sizes  of  material. 

There  are  many  methods  of  screening  gravel,  and  that  one  used  will 
depend  upon  the  location  of  the  pit  and  the  character  of  material  contained 
therein.  The  screening  of  gravel  in  almost  any  pit  is  in  itself  a  local  problem, 
but  there  are  numerous  devices  for  the  proper  handling  and  screening  of 
gravel  which  will  bear  mentioning. 

With  the  hand  screen,  the  material  is  thrown  by  hand  against  an  in- 
clined screen  of  different  sized  mesh  and  the  different  sized  particles  are 
separated  thereby.  This  screen  is  ordinarily  used  for  separating  the  fine 
sand  and  stones  from  the  gravel,  leaving  the  larger  particles  for  use  in 
the  road.  This  method  can  best  be  used  where  a  small  quantity  of  gravel 
is  to  be  secured  either  for  road  repairs  or  for  the  surfacing  of  short,  sections. 
It  is  however  evident,  in  this  day  of  high-priced  labor,  that  the  use  of 
mechanical  means  for  handling  large  volumes  of  gravel  or  other  material 
■  of  extreme  value.  Consequently  the  use  of  hand  screening  should  not 
be  seriously  considered  for  work  of  any  magnitude. 

Mechanical  means  for  screening  gravel  are  many  and  varied,  but  may  be 
roughly  divided  in  two  classes:  first,  for  removing  fine  or  coarse  material, 
and,  second,  for  separating  the  different  sizes  of  aggregate.  Both  types 
usually  consist  of  an  elevator  and  screens  operated  by  power.  The  screen 
for  removing  the  fine  particles  consists  of  a  single  screen  of  a  mesh  of  ap- 
proximately }£  in  square  agitated  by  a  rotary  cam.  This  screen  allows 
the  fine  material  passing  thru  the  screen  to  fall  into  a  pile  to  be  used  either 
for  sand  or  for  top  dressing  the  road,  and  the  coarse  material  is  shot  from 
the  lower  end  of  the  screen,  which  is  set  on  an  incline,  into  a  bin  or  into 
the  waiting  wagon.  The  use  of  bins  is  advised  simply  because  it  obviates 
the  necessity  of  wagons  standing  still  while  the  screens  are  loaded.  Screens 
for  separating  the  gravel  into  different  sized  particles  consist  of  an  elevator 
and  rotary  screen  similar  to  those  used  on  portable  Crushing  plants.  In 
these  plants,  the  gravel  is  elevated  and  passed  thru  the  screen  and  the 
particles  which  are  too  large  for  road  construction  purposes  are  r 
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and  placed  in  the  waste  heap.  Such  apparatus  may  be  combined  with  an 
'  excavator  or  drag  line  bucket  for  loading  the  elevator  so  that  the  use  of 
hand  labor  is  reduced  to  a  minimum.  The  use  of  graded  screens  will  give 
far  better  results  for  the  construction  of  roads  where  considerable  care  is  to 
be  taken  in  the  first  construction  of  the  road  or  where  the  bank  gravel  does 
not  approximate  a  satisfactory  mixture  for  road  construction  purposes. 

Crushing  and  Screening.  Certain  pits  contain  so  much  large  material 
that  it  is  economical  to  crush  and  screen  the  gravel  at  the  same  time.  In 
other  words,  the  entire  output  of  the  bank  is  passed  thru  a  crusher  so  that 
the  larger  particles  are  crushed  small  enough  for  road  construction  pur- 
poses, and  the  entire  mass  passed  thru  a  screen  and  into  storage  bins. 
Where  extensive  road  building  is  to  be  carried  on,  this  method  gives  excellent 
results,  because:  First,  the  entire  output  of  the  bank  is  used  and  waste 
piles  are  not  necessary;  second,  the  resultant  material  gives  a  better  road 
than  ordinary  gravel. 

It  should  be  borne  in  mind  in  excavating  and  screening  gravel  for 
road  construction  purposes  that  a  considerable  amount  of  the  material 
should  be  screened  and  piled  alongside  the  road  for  maintenance  purposes 
after  the  road  is  constructed.  When  gravel  must  be  excavated  and  hauled 
for  short  distances  either  to  a  crushing  plant  or  screens,  single  horses  and 
carts  may  be  employed  with  one  driver  to  at  least  three  carts. 

Crashing  and  Screening  Plants  for  road  gravels  as  used  in  Wisconsin  are  described 
as  follows  by  Donaghey  (13) :  In  many  eastern  and  southern  counties  of  Wisconsin 
there  are  numerous  gravel  pits  of  excellent  quality,  but  usually  containing  a  rather 
high  percentage  of  large  stone,  and  many  containing  an  excess  of  binder.  To  handle 
this  particular  kind  of  gravel  economically  and  get  the  very  best  results,  it  is  necessary 
to  crush  and  screen  it.  An  ordinary  portable  jaw  crusher  with  screen  and  bins  is  used, 
having  a  capacity  of  from  80  to  120  cu  yd  per  day,  usually  equipped  with  conveyor 
and  grizzly  screen  which  removes  the  fine  material  and  transfers  it  to  the  elevator, 
allowing  only  the  coarse  stone  to  pass  thru  the  crusher  jaws,  which  increases  the 
capacity  from  20  to  40%.  The  crushers  are  equipped  with  a  three-compartment 
portable  bin,  with  35  to  60-cu  yd  capacity,  and  a  two-section  screen,  each  section 
80  in  in  diameter  and  4  ft  in  length;  the  first,  or  lead  section,  having  lH-*n  perfora- 
tions; and  the  second  section  l^i-in  perforations,  which  separates  the  material  into 
three  sixes.  The  No.  1  sise  consists  of  material  refusing  the  lK-in  ring;  the  No.  2 
size  the  material  refusing  the  H-in  ring  and  passing  thru  the  19£-in  ring;  the  No.  3 
sise,  the  material  passing  thru  the  H-in  ring.  The  crusher  jaws  are  adjusted  so  as 
to  produce  about  equal  proportions  of  the  No.  1  and  No.  2  adzes. 

In  many  instances  better  results  are  obtained  by  crushing  the  gravel  fine  enough 
for  practically  all  the  material  to  pass  thru  the  1^-in  ring,  and  to  carry  over,  into  the 
No.  2  material,  just  enough  of  the  No.  8  or  bonding  material  to  fill  the  voids  in  the 
No.  2.  This  Is  accomplished  by  placing  a  sheet-iron  jacket  around  the  lower  three- 
fourths  of  the  first  section  of  the  screen,  which  does  not  permit  all  of  the  finer  material 
to  pass  thru  the  V£-in  perforations,  but  carries  over,  into  the  bin  with  the  No.  2  material, 
the  necessary  binder.  This  must  be  regulated  so  as  to  just  fill  the  voids  in  the  No.  2 
material  with  the  No.  8,  and  no  more.  The  balance  of  the  No.  3  material  will  naturally 
drop  into  the  No.  3  bin  and  may  be  used  in  finishing  the  surface  where  additional 
binder  is  required,  or  for  future  maintenance  and  other  purposes. 

Hauling.  In  general,  the  cost  of  gravel  road  construction  may  be  re- 
duced the  most  by  refinement  in  methods  of  hauling  the  material.  Con- 
sequently every  possible  effort  should  be  made  to  reduce  the  cost  of  hauling 
gravel  to  the  lowest  possible  point.  Hence  it  may  be  said  that  the  gravel 
bank  should  be  so  equipped  that  the  time  of  loading  in  the  pit  should  be 
-  -niraum  and  the  time  of  unloading  at  the  job  should  also  be  small, 
-es  rise  to  the  necessity  on  large  construction  jobs  for  some  method 
ly  loading  wagons  or  vehicles  which  transport  the  gravel,  while 
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the  vehicles  themselves  should  be  easily  and  quickly  dumped  at  the  job. 
With,  this  end  in  view,  the  construction  of  bins  for  the  storage  of  gravel 
so  that  the  vehicles  may  be  loaded  by  gravity  is  advised  where  the  sise  of 
the  job  will  warrant  it.  It  is  fairly  easy  to  devise  a  satisfactory  manner 
of  excavation  and  screening  from  one  of  the  above  mentioned  methods, 
but  the  proper  determination  of  the  h*«ling  devices  is  one  of  considerable 
difficulty.  Four  general  methods  will  be  described:  First,  the  use  of 
teams;  second,  traction  engines  and  trains;  third,  motor  trucks  with  or 
without  trailers;  and  fourth,  industrial  railroads.  In  connection  with  all 
of  the  four  methods,  it  must  be  understood  that  considerable  money  may 
be  spent  on  the  road  entering  the  gravel  pit  in  order  that  larger  loads  may 
be  hauled  with  greater  ease  of  traction. 

Team  Hauunq.  For  hauls  up  to  1  mile  or  on  small  jobs,  the  use  of 
teams  is  advised  and  beyond  that  distance,  the  determination  of  the  method 
of  hauling  depends  greatly  on  local  conditions.  The  teams  to  be  selected 
for  hauling  the  gravel  should  be  composed  of  strong,  active,  seasoned 
animals,  either  horses  or  mules,  and  properly  designed  wagons.  The 
amount  of  load  will  naturally  be  determined  by  the  grades  to  be  surmounted 
awl  the  character  of  the  road  surface  over  which  the  load  is  to  be  hauled. 
Ordinarily,  a  team  of  two  good  horses  can  haul  about  1.7  yd  for  a  mile 
economically.  The  wagons  to  be  employed  should  be  of  strong  and  rugged 
construction,  easily  dumped.  The  use  of  tail  dump  wagons  is  not  advised. 
In  some  instances,  the  old-fashioned  slab-bottom  brick  wagon  can  be  used 
to  good  advantage,  where  a  part  of  the  load  is  to  be  dumped  and  the  re- 
mainder carried  to  another  point.  For  road  construction  purposes,  where 
all  the  material  is  to  be  used  and  deposited  in  piles,  the  use  of  bottom 
dumping  wagons  properly  constructed  is  the  best  practice.  The  wheels 
of  the  wagon  should  be  large  and  the  tires  broad.  The  wagons  should  be 
constructed  so  as  to  be  easily  turned.  Care  should  be  taken  during  the 
construction  of  the  road  to  see  that  the  wagons  are  kept  in  good  condition, 
well-greased  and  free  from  liability  of  breakdowns.  Extras  for  parts  liable 
to  breakage  should  be  kept  at  hand. 

Traction  Engine  and  Train.  Where  the  length  of  haul  exceeds  a  mile 
and  where  the  material  can  be  secured  in  large  quantities  quickly  and 
conveniently  and  where  the  job  is  of  sufficient  magnitude  to  justify  the 
expenditure  of  money  for  special  equipment,  or  where  future  work  of  a  like 
character  may  be  expected,  the  use  of  one  of  the  other  three  methods  may 
be  advised.  The  objection  to  the  use  of  traction  engines  and  trains  is  that 
the  speed  of  haul  is  slow  and  the  trains  are  clumsy  to  handle  and  of  little 
use  for  other  purposes.  The  advantages  are  that  the  traction  engine 
may  be  converted  into  a  steam  road  roller  and  used  in  the  construction 
of  the  road,  which  fact  is  offset  by  the  necessity  for  a  roller  at  the  time 
the  traction  engine  is  working  unless  the  material  is  spread  out  a  long 
tim*  before  the  road  construction  work  is  started.  A  large  amount  of 
material,  however,  may  be  hauled  for  moderate  distances  at  a  low  cost. 
It  seems  evident  that  the  use  of  motor  trucks,  either  with  or  without 
trailers  or  an  industrial  railway  will  be  more  advantageous  than  the  use 
of  a  traction  engine  with  trailers.  The  traction  engine,  however,  may 
properly  be  employed  when  the  road  approaching  the  job  is  soft  and  a 
large  tractive  surface  is  required  to  support  the  tractor. 

Motor  Trucks.  The  present  development  of  motor  trucks  has  pro- 
ceeded far  enough  to  determine  that  for  long  hauls,  where  the  service  can 
be  made  practically  continuous,  the  use  of  self-propelled  vehicles  running 
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at  a  moderately  high  speed  is  advantageous  for  hauling  purposes.  Con* 
sequently,  for  work  where  the  hauls  vary  in  length  and  the  material  may  be 
handled  quickly  at  the  pit  and  on  the  road,  the  use  of  motor  trucks  properly 
organised  is  advised.  The  size  and  weight  of  these  trucks  is  determined 
by  the  character  of  the  road  surface  and  bridges  leading  from  the  pit  to 
the  job.  Consequently  care  should  be  made  in  the  selection  of  standard 
equipment,  recalling  that  in  many  instances  the  highway  bridges  are  not 
designed  for  exceedingly  heavy  loads.  Taking  all  things  into  consideration, 
(he  motor  truck  units  should  not  be  too  heavy,  since  the  heavier  trucks 
are  clumsy  and  expensive  of  operation  and  available  only  for  certain  specific 
jobs.  Experience  teaches  that  from  3  to  4-ton  trucks  give  the  best  results 
under  ordinary- conditions.  The  trucks  and  trailers,  if  any,  should  have 
proper  dumping  bodies  easily  operated;  those  on  the  truck  by  power,  and 
those  on  the  trailers  by  gravity.  These  devices  should  be  so  arranged 
that  the  entire  load  can  be  deposited  at  once  or  spread  evenly  over  the 
surface.  The  proper  devices  for  regulating  the  amount  of  material  to 
be  deposited  are  easily  devised;  in  fact,  are  part  of  the  standard  equipment 
of  motor  truck  bodies.  Motor  truck  haul  may  be  used  for  distances  from 
1  mile  up,  but  great  care  should  be  taken  to  see  that  the  trucks  are 
constantly  in  operation  and  kept  in  good  condition  mechanically  so  that 
the  loss  of  time  and  consequent  expense  due  to  the  failure  of  transportation 
machinery  may  not  occur. 

The  Use  of  Industrial  or  Narrow  Gaob  Railroads  is  also  of  extreme 
value  in  certain  cases.  Briefly,  the  equipment  consists  of,  first,  narrow  gage 
railroad  tracks  built  in  sections  easily  handled  with  portable  switches, 
turnouts,  and  simple  turntables;  second,  trains  of  small  cars  hauled  by 
steam  or  gasoline  engines  or  by  a  continuous  cable.  Such  devices  are 
common  and  easily  secured.  The  value  of  this  method  lies  mainly  in  the 
fact  that  for  long  road  jobs,  the  railroad  may  be  laid  alongside  the  road 
or  even  on  the  subgrade  without  causing  the  damage  to  the  subgrade  which 
results  from  tha  continuous  use  of  wagons  or  motor  trucks.  Large  quan- 
tities of  material  are  easily  and  quickly  handled  at  a  low  cost  provided 
the  size  of  the  job  is  large  enough  to  warrant  Ihe  initial  financial  outlay 
or  that  there  is  reasonable  future  opportunity  for  the  employment  of  the 
plant.  The  objection  to  this  method  is  that  it  affords  no  mechanical 
means  for  spreading  the  road  material  and  there  is  usually  an  added  expense 
for  handling  the  material  on  this  account.  For  this  reason  the  use  of 
trucks  and  spreading  wagons  is  favored. 

Special  Methods  for  Excavation  and  Hauling.  Interesting  instances  and  devices 
for  handling  gravel  which  have  been  used  are  here  inserted  for  suggestive  information. 

Wheel  scrapers  for  excavating  the  gravel  from  a  shallow  pit  combined  with  a  double 
incline  leading  over  a  hopper  so  that  the  wheel  scrapers  might  be  continuously  is 
service,  and  wagons  loaded  by  gravity  beneath  the  hopper. 

Steam  shovel  loading  from  the  bank  directly  into  a  portable  crusher  where  Um 
material  was  very  stony  and  the  face  of  the  bank  high.  From  the  bins,  which  wen 
extra  large,  a  stream  of  teams  and  motor  trucks  carried  the  material  on  a  short  of 
long  haul  as  the  needs  might  arise. 

Single  carta  assisted  by  a  snatch  block  and  hoisting  line  hauled  up  an  incline  fron 
the  pit  to  an  elevated  platform  above  screens  and  bins.  Thence  the  material  pnsnnd 
by  gravity  thru  screens  and  bins  into  an  industrial  railway  train  beneath. 

Dumping  wagons  of  the  ordinary  wing  bottom  with  dumping  chains  so  set  thai 
the  material  could  be  spread  over  a  long  distance  in  windrows  and  spread  into  plaei 
with  a  light  road  machine. 

With  the  local  problem  in  view,  the  engineer  may  devise  different  combinations  d 
\e  above  methods  or  additional  devices  that  may  best  fit  his  immediate  needs. 
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Cost  Data.  The  cost  of  excavating,  screening  and  hauling  gravel  varies 
so  widely  in  different  localities  on  account  of  the  character  of  labor,  length 
of  working  day,  prices  paid  per  day  for  labor  and  the  character  of  the 
equipment  used,  that  it  is  hardly  possible  to  give  any  definite  rule  for 
estimating  the  cost  of  these  different  items.  Nevertheless,  for  a  consider- 
able length  of  road  with  easily  available  gravel  banks  and  an  average 
haul  not  exceeding  one  mile,  the  cost  of  gravel  delivered  oh  the  road  may 
be  considered  as  $1  per  cu  yd.  Variations  in  local  conditions  make  it 
evident  that  no  standard,  which  can  be  relied  on  and  used  for  all  work, 
can  be  stated  as  to  the  cost  of  the  above  items.  Certain  figures,  however, 
compiled  by  different  authorities  will  be  of  interest:  Rogers  (20)  gives 
the  cost  of  excavating  gravel  as  from  10  to  15  cents.  Elbe  (14)  gives 
the  coat  of  crushing,  hauling  and  spreading  gravel  using  crusher,  traction 
engine  and  trailers  as  423^  cents  per  ton.  The  length  of  average  haul  is 
not  given.  Different  authorities  state  that  the  cost  of  spreading  gravel 
varies  from  2  to  5  cents  a  ton.  General  experience  teaches  that  for  ordinary 
pits,  where  the  material  is  easily  available,  15  cents  per  cu  yd  can  be  charged 
for  excavation  and  6  cents  per  cu  yd  for  screening;  for  team  haul,  over 
ordinary  earth  roads,  about  30  cents  per  ton  a  mile  or  approximately  40 
cents  per  cu  yd  mile.  For  traction  engine  or  truck,  for  distances  varying 
from  1  to  5  miles,  the  cost  varies  from  12  to  20  cents  per  cu  yd  mile. 

Hauling  and  Spreading  Gravel  with  Motor  Trucks  (15b).  In  the  fol- 
lowing table  are  given  detailed  costs,  during  the  period  from  July  1,  1915, 
to  May  1,  1916,  of  hauling  and  spreading  gravel  with  one  White  Motor 
truck  and  two  3-yd  trailers  in  Montgomery  County,  Ala. 


CuYd 
Hauled 

Total 
Cost 

Average 

Haul 
In  Miles 

Class  of  Road 
Hauled  Over 

Cost 
per  CuYd 

Cost  per 

CuYd 

Mile 

July 

Aug 

Oct 

NOV. .  ■  .  . 

Dee 

Jan 

Feb   .... 
March.  «• 
April 

1711.5 

1029.0 

1121.5 

607.0 

667.0 

471.0 

885.6 

459.0 

1456.0 

1470.0 

9819.68 
288.86 
461.22 
846.22 
886.57 
329.54 
280.97 
810.98 
452.49 
881.40 

1.26 
2.10 
8.48 
4.00 
.6.00 
6.60 
6.00 
8.60 
2.80 
2.96 

Soft  gravel 
Loose  gravel 
Loose  gravel 
Loose  gravel 
Loose  gravel 
"kpo&e  gravel 
Loose  gravel 
Loose  gravel 
Gravel 
Gravel 

$0.1867 
0.2753 
0.4112 
0.5708 
,      0.5046 
'     0.6996 
0.7288 
0.6770 
0.8107 
0.2600 

$0.1481 
0.1310 
0.1198 
0.1425 
0.1009 
0.1249 
0.1214 
0.1880 
0.1350 
0.0880 

9877.6 

$3502.32 

Average  costs,  using  four  White  trucks,  each  hauling  two 
for  the  period  July  1,  1015,  to  May  1,  1916,  were  as  follows: 

Total  number  of  yards  hauled 

Total  yd-miles 

Total  cost 

Average  cost  per  truck  per  month 

Average  cost  per  yd 

Average  cost  per  yd-mile 

Maximum  coat  per  yd-mile 

Minimum  eost  per  yd-mile 

Maximum  haul. 

Minimum  haul 

Average  haul 

Maximum  material  hauled  per  truck  per  month 

Minimum  material  hauled  per  truck  per  month 

Average  material  hauled  per  truck  per  month 


3-yd  trailers, 

28  923 

95  775 
$12  401.62 

364.75 
$0.4218 

0.1290 

0.2800 

0.0416 
11.4  miles 

1.1  miles 

8.2  miles 
1778  cu  yd 

233  cu  yd 
860  cu  yd 
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Hanling  with  Wagon*.  An  analysis  of  cost  data  covering  hauling  of 
gravel  in  Steel  County,  Minn.,  is  given  in  the  following  table,  the 
figures  being  based  on  current  rates  in  1915,  namely,  25  cents  per  hr  f or  a 
laborer  and  40  cents  per  hr  for  team  and  driver. 


Length  of  Haul 


Job  No 

Total  number  of  loads  hauled 

Average  number  of  teams  hauling 

Average  number  of  loada  per  team  day. . . . 

Load  miles  per  team  day 

Percentage  of  time  dumping,  5  min  per  load 

Average  actual  time  in  pit  per  load 

Percentage  of  actual  time  in  pit  per  load.. . . 
Percentage  of  time  required  for  loading  at 

12  min  per  load 

Percentage  of  time  actually  lost  in  pit 

Average  number  of  teams  at  pit 

Hauling  cost  per  eu  yd  in  cents. 

Total  cost  per  cu  yd  in  cents,  loading  and 

hauling 

Contract  price  per  cu  yd  in  cent! . .  - 

Spreading  cost  per  cu  yd  in  cents 

Hauling  coat  per  eu  yd  mile  in  cents,  actual.. 
Hauling  coat  per  cu  yd  mile  in  cents  with 

12  nun  for  loading. 


0-HMile 


407 
7.2 
12.1 
4.24 
10.0 
80.6 
61.7 

24.2 

87.6 

4.6 

21.9 

29.9 

46.0 

2.0 

78.0 

48.0 


475 
5.2 
14.0 
4.62 
10.9 
25.0 
68.8 

28.0 

80.8 

8.0 

19.0 

28.0 
89.0 
2.25 

67.6 

48.0 


482 
4.5 
9.46 
2.88 
7.8 
46.0 
78.8 

18.9 
64.4 

8.8 
28.8 

88.8 
86.0 
8.75 
94.8 

48.0 


H-l  Mile 


827 
9.6 
9.76 
7.81 
8.1 
26.6 
48.2 

19.6 

28.7 

4.1 

27.8 

84.8 
60.0 
1.75 
86.4 

27.8 


2 


1571 
7.0 

11.67 
8.75 
9.7 

16.6 

82.0 

28.8 
8.7 
2.2 

22.9 

80.9 

50.0 

2.0 

80.5 

27.8 


864 
9.0 
7.86 
6.51 
6.1 
46.7 
67.2 

14.7 

42.6 

6.1 

86.8 

46.8 

46.0 

2.5 

48.4 

27.8 


Length  of  Haul 


Job  No. 

Total  number  of  loads  hauled 

Average  number  of  teams  hauling 

Average  number  of  loads  per  team  day. . . . 

Load  miles  per  team  day. 

Percentage  of  time  dumping,  5  min  per  load 

Average  actual  time  in  pit  per  load 

Percentage  of  actual  time  in  pit  per  load. . . 
Percentage  of  time  required  for  loading  at 

12  min  per  load 

Percentage  of  time  actually  lost  in  pit. . . . 

Average  number  of  teams  at  pit 

Hauling  cost  per  cu  yd  in  cents 

Total  cost  per  cu  yd  in  cents,  loading  and 

hauling 

Contract  price  per  eu  yd  in  cents 

Spreading  cost  per  cu  yd  in  cents 

Hauling  cost  per  cu  yd  mile  in  cents,  actual . 
Hauling  coat  per  cu  yd  mile  in  cents  with 

12  mm  for  loading 


1-1 H  Mile 


606 
6.6 
7.0 
8.75 
6.8. 
80.7 
86.9 

14.0 

21.9 

2.8 

88.1 

49.1 
70.0 
8.75 
30.5 

28.8 


625 

7.6 

9.1 

11.88 

7.6 

11.0 

16.7 

18.2 

•   •   •  • 

1.8 
29.4 

89.4 

66.0 

2.6 

28.5 

28.5 


8 


898 
7.0 
7.55 
9.44 
6.8 
24.4 
80.7 

16.1 

15.6 

2.2 

85.8 

47.8 

66.0 

8.0 

28.2 

28.8 


lH-2Mfle 


812 
6.4 
6.4 
9.4 
4.6 
16.0 
82.6 

10.8 

21.7 

2.0 

49.4 

66.4 

86.0 

6.0 

28.2 

22.0 


8 


878 

7.5 

6.9 

12.1 

6.8 

11.6 

18.8 

18.9 

•   •   •  • 

1.0 
88.4 

61.4 

80.0 

8.2 

22.0 

22.0 


TO 


8 


887 

8.0 

4.6 

10.8 

8.8 

86.0 

27.2 

9.2 
18.0 

2.2 
58.0 

76.0 

107.6 

4.5 

25.8 

21.2 


Z 


ti£ 


267 

7.2 

4.0 

11.0 

8.8 

85.1 

28.4 

8.0 
16.4 

1.7 
66.7 

89.7 

122.6 

6.7 

24.8 

20.6* 


CONSTRUCTION 

10.    Types  of  Gravel  Roads 

Three  Types.    Gravel  roads  may  be  divided  into  three  general  types  as 

follows:     Natural  gravel  roads;  roads  built  by  the  surface  method  of  con- 

\  and  roads  built  by  the  trench  method  of  construction.     There 

■ifferent  standards  of  constructing  the  several  types  baaed  on 
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the  method  of  maintenance  treatment  to  be  followed  after  the  road  is 
constructed. 

Gravel  Roads  with  Bituminous  Surfaces.  For  gravel  roads  which  are 
to  be  maintained  with  a  bituminous  carpet,  either  of  asphalt  or  tar,  care 
should  be  taken  to  eliminate  ail  clay  or  loam  from  the  gravel  so  that  it 
will  not  interfere  with  the  proper  adhesion  of  the  bituminous  material  to 
the  road  surface  or  tend  to  cause  muddy  conditions  in  rainy  weather. 
With  properly  screened  gravel,  this  result  may  be  easily  obtained,  but 
there  are  few  natural  gravel  roads  which  do  not  contain  a  sufficient  amount 
of  loam  to  seriously  interfere  with  the  use  of  a  bituminous  carpet.  The 
surface  of  gravel  roads  to  be  covered  with  a  carpet  should  be  more  or  less 
porous  so  that  the  material  may  penetrate  slightly  into  the  surface  but 
should  not  be  so  porous  as  to  allow  the  material  to  disappear  within  the 
road  surface,  and  cause  the  road  to  roll  into  bunches  on  account  of  an 
excess  of  bituminous  material  contained  therein. 

Gravel  Roads  without  Bituminous  Surfaces.  For  roacb  which  are  to 
be  left  without  a  bituminous  treatment  or  which  are  to  be  treated  with 
some  road  preservative  or  dust  palliative  other  than  bituminous  material, 
the  addition  of  a  certain  amount  of  binding  material  is  imperative. 

11.    Natural  Gravel  Roads 

The  most  common  type  of  gravel  road  is  the  one  built  from  natural  gravel 
banks;  that  is,  roads  built  with  unscreened  bank  material  with  the  possible 
removal  of  the  larger  particles  of  stone.  These  roads  are  ordinarily  con- 
structed by  dumping  the  material  shovelled  from  the  gravel  bank  onto 
the  surface  of  old  roads  in  such  a  manner  as  to  widen  them  out  and  to 
adjust  the  cross  grades  so  as  to  properly  drain  the  surface  of  the  road.  A 
typical  cross  section  of  a  natural  gravel  road  is  shown  in  Fig.  1.  After  the 
gravel  is  deposited  upon  the  surface  of  the  road,  it  should  be  well  handled 
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Hktand  wncfko* 
Fig.  L    Natural  Gravel  Road 

over,  leaving  no  piles  undisturbed.  Otherwise,  since  a  portion  of  the  road 
is  compacted  harder  when  the  material  is  dumped  and  left  in  place,  there 
will  be  a  decided  bump  in  the  travelled  portion  of  the  road  which  can  only 
be  removed  by  harrowing  or  continued  dragging.  For  roads  under  light 
country  travel,  this  is  a  satisfactory  method  of  procedure,  but  the  following 
rales  should  be  followed:  If  the  road  to  be  improved  is  exceedingly  narrow, 
the  grass  on  the  sides  should  be  removed  and  carted  away  from  the  road; 
the  ditches  should  be  deepened  and  proper  drainage  outlets  provided. 

Natural  gravel  roads  are  advisable  in  many  instances  where  the  material 
is  easily  available  and  where  the  road  is  not  liable  to  be  subjected  to  a 
large  amount  of  motor  travel,  nor  to  a  continuous  travel  thruout  the  year. 
Some  of  the  easiest  riding  and  most  comfortable  roads  are  those  which 
are  built  by  this  method  without  the  use  of  either  roller  or  other  device. 

18.    Surface  Methods  of  Construction 

The  surface  method  of  construction  is  known  as  the  feather  edge  method' 
that  is,  where  the  gravel  varies  in  thickness  from  nothing  at  the  «** 
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a  considerable  amount  at  the  center,  according  to  the  foundation  and  the 
type  of  travel  to  which  the  road  is  to  be  subjected.  A  typical  cross-section 
is  shown  in  Fig.  2. 

Width  and  Depth.  Roads  built  by  the  feather  edge  method  should  be 
preferably  not  less  than  18  ft  in  width  so  that  a  sufficient  thickness  of 
gravel  will  occur  underneath  that  portion  of  the  road  which  is  subjected 
to  travel.  They  should  be  8  in  in  depth  in  the  center  and  should  be  so 
constructed  as  to  provide  a  cross-section  as  shown  in  Fig.  2.  •  The  sub- 
grade  should  be  prepared  with  a  road  machine  so  as  to  give  the  above 
desired  result,  and  all  vegetable  and  similar  material  should  be  well  re- 
moved from  the  edges  and  subgrade  of  the  road.     The  gravel  should  not 


touchine  or  other  method 
Fig.  2.    Surface  Method  of  Construction 


exceed  1}^  in  in  the  largest  sise  and  should  contain  a  proper  amount  of 
sand  and  clay.  The  larger  sises  of  stone  should  be  laid  in  the  lower  course, 
and  the  material  should  be  as  evenly  graded  as  possible,  as  the  particles 
which  go  to  make  it  up  will  gradually  readjust  themselves  in  position 
so  that  larger  stones  may  come  to  the  top.  The  courses  laid  in  the  road 
should  not  exceed  4  in  in  depth  and  should  be  harrowed  before  rolling  so 
as  to  properly  mix  the  material  together.  The  harrowing,  however,  should 
not  extend  into  or  disturb  the  subgrade.  Each  course  should  be  firmly 
rolled  with  the  use  of  watering  carts  and  steam  roller  if  the  road  is  to  be 
used  by  motor  vehicles  immediately  after  construction  or  if  it  is  to  be 
later  treated  with  bituminous  material.  The  roller  may  be  dispensed  with, 
however,  if  the  construction  of  a  smooth  surface  can  be  deferred  for  some- 
time after  the  construction  of  the  road  since  this  surface  can  be  secured 
by  the  use  of  some  form  of  road  drag  continuously  applied  as  mentioned 
in  Art.  17. 

111.  State  Highway  Dept.  Specifications  for  the  feather  edge  method  are 
as  follows: 

"Before  any  gravel  is  hauled  onto  the  road,  the  cross-section  of  the  road  should  be 
brought  to  the  requirements  of  the  plans,  and  the  entire  width  of  the  graded  roadway 
should  be  thoroly  rolled  until  it  is  of  practically  a  uniform  density  at  all  places. 
At  least  the  portion  of  this  roadway  that  is  to  form  the  subgrade  for  the  gravel  should 
be  dry,  compact,  almost  perfectly  smooth  and  should  have  such  cross-slope  as  may 
be  necessary  to  shed  readily  any  surface  water  that  might  fall  thereon.  The  rolling 
should  preferably  be  done  with  a  three-wheel  self-propelling  roller  weighing  from 
about  800  to  400  lb  per  in  of  width  of  tread  on  each  rear  wheel.  If  such  a  roller  is  not 
readily  available,  a  tractor  of  similar  design  and  having  approximately  the  same 
weight  will  usually  answer  the  purpose  very  well.  During  the  process  of  rolling,  it 
will  often  appear  to  be  entirely  unnecessary  and  in  fact  it  frequently  is,  but  the  purpose 
of  the  rolling  is  quite  as  much  to  detect  the  location  of  soft  and  yielding  spots  as  it  is 
to  consolidate  the  roadbed  generally.  It  is  essential  that  these  spots  be  detected 
before  gravel  is  placed  upon  the  road.  When  they  are  detected  additional  material 
should  be  added  until  the  yielding  ceases,  and  it  may  even  be  discovered  that  water 
pockets  some  distance  beneath  the  ground  surface  will  need  to  be  released  to  an  open 
channel.  There  should  not  be  left  on  the  graded  roadway  at  any  time  berms  of  earth 
material  that  would  interfere  with  the  immediate  drainage  of  its  surface." 
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18.    Trench  Methods  of  Construction 

The  trench  method  of  gravel  road  construction  may  be  defined  as  that 
method  which  includes  the  construction  of  the  shoulders  for  the  support 
of  the  gravel  roads  before  the  road  material  is  deposited  on  the  roadway. 
This  method  of  construction  demands .  a  greater  attention  to  drainage, 
since  the  trench  may  become  a  receptacle  for  water  if  proper  drainage  is 
not  provided.  Most  gravel  roads  which  are  designed  for  state  road  work 
or  for  moderately  heavy  travel  are  built  by  this  method  since  the  shoulders 
form  a  firm  support  to  the  edge  of  the  road  and  the  thickness  is  uniform, 
giving  uniform  support  to  the  loads  carried  and  allowing  for  greater  care 
in  the  construction  of  the  road  and  the  compaction  of  the  material  which 
goes  into  it.     A  typical  cross-section  is  shown  in  Fig.  3. 

Shoulders.  In  constructing  a  gravel  road  by  the  trench  method,  the 
■boulders  should  be  constructed  in  such  a  manner  that  they  may  be  cut 
back  to  lines  after  they  are  placed  and  should  be  left  sufficiently  high  so  v 
that  they  will  compact  flush  with  the  surface  of  the  gravel  road  when 
constructed.  They  should  be  constructed  of  good  material,  and  no  vege- 
table or  other  similar  matter  should  be  allowed  to  remain  close  to  the 
gravel  road. 

Number  of  Courses.  Practice  varies  as  to  the  number  of  courses  to 
be  constructed.  Ordinarily,  however,  there  should  be  at  least  two  and 
not  more  than  three.  With  two-course  roads,  the  coarser  material  should 
be  placed  in  the  first  course,  and  thoroly  rolled,  partly  bound  with  binding 
materiAl  and  left  porous  on  the  surface  to  allow  the  top  course  to  be  added. 
The  top  course  should  consist  of  material  graded  so  as  to  give  a  uniform 
sue  and  with  sufficient  binder  to  keep  the  surface  firm  either  until  it  can 
be  treated  by  the  bituminous  carpet  method  or  by  the  use  of  dust  palliatives. 
If  the  road  is  to  have  no  treatment,  an  excessive  amount  of  binder  should 
be  added.     A  three-course  road  should  be  treated  in  the  same  manner 


i  or  otker  method 

Fig.  8.    Trench  Method  of  Construction 

with  the  exception  that  the  lowest  course  may  contain  larger  material 
than  the  bottom  of  a  two-course  road.  This  course  may  make  use  of 
some  large  material  which  cannot  be  used  in  the  upper  courses. 

Thicknesses  of  Courses.  The  thickness  of  a  course  should  not  be  more 
than  4  in  in  the  case  of  two-course  roads  and  3  in  in  the  case  of  three.  The 
top  course  in  both  types  of  road  should  not  exceed  2  in  in  thickness. 

Sizes  of  Gravel  for  Different  Courses.  For  a  two-course  road,  the 
bottom  course  should  consist  of  gravel  varying  in  size  from  XA  to  1)4  in, 
the  material  to  be  evenly  graded  so  as  to  give  a  fairly  close  mixture.  The 
top  course  should  consist  of  material  from  ^  to  H  in  with  the  proper 
amount  of  binder  added.  For  a  three-course  road,  the  bottom  course  of 
road  may  consist  of  particles  as  large  as  3  in,  but  the  material  should  be 
so  graded  as  to  prevent  the  larger  particles  from  forcing  their  way  up  thru 
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the  upper  course*.  The  second  course  should  consist  of  material  from 
yi  to  l^i  in  in  eise  evenly  proportioned  so  as  to  give  a  fairly  close  appear- 
ance, and  the  top  course  should  be  as  specified  for  a  two-course  road. 

Spreading.  The  ordinary  specifications  for  spreading  the  gravel  should 
provide  rigidly  for  the  entire  rehandling  of  the  material  in  order  to  prevent 
hard  spots  which  will  result  from  dumping  on  the  subgrade.  The  same 
result,  however,  may  be  secured  in  different  ways:  First,  by  dumping 
the  material  on  the  side  of  the  road  and  rehandling  into  place;  second, 
by  dumping  the  material  on  boards  placed  beneath  the  wagon  and  re- 
handling the  material  from  these  boards;  third,  by  dumping  in  piles  a 
sufficient  distance  enough  ahead  of  the  work  so  that  the  material  must 
be  entirely  rehandled;  fourth,  by  the  use  of  proper  dumping  wagons  in 
order  that  the  material  may  be  spread  evenly  either  in  windrows,  or  layers 
on  the  surface  of  the  road.  In  this  case  the  material  may  be  handled 
into  place  by  the  use  of  forks,  rakes  or  a  road  machine.  The  material  for 
the  upper  courses  of  the  road  should  never  be  dumped  directly  upon  the 
finished  courses  beneath,  since  this  will  result  in  the  irregular  compaction 
of  the  surface  which  can  only  be  removed  by  harrowing  or  by  continuous 
dragging  during  wet  weather. 

Compaction.  If  a  smooth  surface  is  desired  immediately  upon  the 
opening  of  the  road  to  travel,  the  use  of  a  steam  road  roller  is  imperative. 
If,  however,  the  road  can  be  allowed  to  self  harden,  a  gravel  road  may 
be  built  without  the  use  of  a  steam  road  roller,  and  by  continuous  harrow- 
ing and  dragging  and  the  occasional  addition  of  binding  material,  the 
road  may  eventually  be  brought  to  a  hard  and  smooth  surface.  No  matter 
how  much  rolling  is  employed,  soft  places  may  eventually  occur  in  the 
surface  of  the  road,  and  it  will  be  necessary,  therefore,  to  provide  for  addi- 
tional material  and  for  future  dragging  as  the  road  matures.  In  no  case 
should  a  bituminous  carpet  be  added  to  the  road  until  it  has  had  sufficient 
time  to  thoroly  compact  and  develop  soft  or  weak  spots. 

14.    Specifications  for  Trench  Methods 

The  following  specifications  were  adopted  in  1916  by  the  Am.  Soc. 
Mun.  Imp. 

"  General  Description.  The  gravel  road  shall  consist  of  three  couroes  of  mixtures 
of  gravel,  sand  and  day,  separately  constructed,  laid  to  conform  to  the  required  grades 
and  cross-sections  and  constructed  as  hereinafter  specified.  The  transverse  slope  of 
the  finished  surface  of  the  gravel  roadway  shall  be  1  in  per  ft. 

"  Subgrade.  The  subgrade  for  the  gravel  roadway  shall  consist  of  the  natural  earth 
roadbed  prepared  and  rolled  until  firm,  hard  and  even,  and  shall  conform  to  the  specified 
cross-eection.  If  sandy  or  other  soil  be  encountered  which  will  not  compact  readily 
under  the  roller,  a  small  amount  of  clay,  or  other  means  satisfactory  to  the  Engineer, 
shall  be  used  until  a  firm,  even  surface  is  obtained  after  rolling.  Where  the  proposed 
grade  allows  the  use  of  an  old  roadway  for  the  subgrade,  the  roadway  shall  be  shaped 
and  rolled  to  the  specified  cross  section  and  elevations  and  depressions  removed  so  as 
to  form  an  even  surface  before  the  construction  of  the  first  course.  The  roller  used 
shall  be  a  10  to  16  ton  road  roller. 

"  Shoulders.  After  the  roadbed  has  been  graded,  shoulders  of  firm  earth  or  other 
suitable  material,  8  in  in  depth  after  compaction,  shall  be  constructed  on  each  side  of 
the  roadbed  at  such  distances  apart  as  may  be  required  to  retain  the  width  of  gravel 
specified.  No  material  which  contains  weeds,  sod,  roots,  or  other  perishable  matter 
and  which  will  not  compact  under  the  roller  shall  be  placed  in  the  shoulders.  The 
shoulders  shall  extend  to  the  side  ditches  or  gutters  with  the  same  transverse  slope  as 
nwiuired  for  the  finished  roadway  surface  and  shall  be  thoroly  rolled  at  the  same  time 
he  third  or  wearing  course. 
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M  Quality  of  Gravel.  All  gravel  shall  be  hard  and  tough.  Gravel  which  contains 
over  10%  of  disintegrated  atone  ahaU  not  be  used. 

M  Sixes  of  Gravel  Mixtures.  Two  mixtures  of  gravel,  sand  and  clay  shall  be  used 
hereinafter  designated  in  these  specifications  as  No.  1  product  and  No.  2  product. 

No.  1  product  shall  consist  of  a  mixture  of  gravel,  sand  and  day,  with  the  propor- 
tion of  the  various  sixes  as  follows:  All  to  pass  a  lH-in  screen  and  to  have  at  least 
60  and  not  more  than  75%  retained  on  a  Jf-in  screen;  at  least  25  and  not  more  than 
75%  of  the  total  coarse  aggregate,  material  over  }i  in  in  size,  to  be  retained  on  a  K-in 
screen;  at  least  65  and  not  more  than  85%  of  the  total  fine  aggregate,  material  under 
3^  in  in  nim.  to  be  retained  on  a  200-mesh  sieve. 

No,  2  product  shall  consist  of  a  mixture  of  gravel,  sand  and  clay,  with  the  propor- 
tions of  the  various  sises  as  follows:  All  to  pass  a  2}£-in  screen  and  to  have  at  least 
00  and  not  more  than  75%  retained  on  a  M-\n  screen;  at  least  25  and  not  more  than 
75%  of  the  total  coarse  aggregate  to  be  retained  on  a  1-in  screen;  at  least  65  and 
not  more  than  86%  of  the  total  fide  aggregate  to  be  retained  on  a  200-mesh  sieve. 

MaTeat  of  Gravel  Mixture.  The  mixture  of  gravel/  sand  and  clay  of  the  No.  1  product 
shall  be  subjected  to  a  cementation  test  conducted  by  the  Engineer  in  accordance 
with  the  method  recommended  by  the  Special  Committee  on  'Materials  for  Road 
Construction'  of  the  Am.  Soc  C.  E.  in  Jan.,  1916,  and  as  described  in  the  1915  Pioc, 
p.  2788,  except  that  the  test  shall  be  made  on  material  which  will  pass  a  Ji-in  screen. 
Its  coefficient  of  cementation  shall  not  be  less  than  50. 

u  Construction  of  First  Course.  After  the  subgrade  or  subbase  course  shall  have 
bean  prepared  as  specified,  a  course  of  No.  2  product  shall  be  evenly  spread  so  that 
It  shall  have,  after  rolling,  the  required  thickness  of  8  in.  The  depth  of  the  No.  2 
product  loose  shall  be  gaged  by  the  use  of  strings  between  iron  stakes,  as  directed. 
The  spreading  of  the  mixture  of  gravel,  sand  and  clay  must  be  from  piles  dumped  on 
boards  provided  for  the  purpose  or  from  piles  dumped  alongside  the  road.  This 
course  shall  be  thoroly  rolled  with  a  10  to  15  ton  road  roller.  The  initial  rolling  shall 
begin  at  the  sides  of  the  road  and  continue  towards  the  center  and  shall  be  kept  up 
until  there  Is  no  disturbance  of  the  No.  2  product  ahead  of  the  roller.  After  the  first 
course  has  been  compacted,  water  shall  be  sprinkled  on  the  roadway  surface  just,  ahead 
of  the  roller  in  such  quantity  as  shall  prevent  the  sticking  to  the  wheels  of  the  roller 
of  the  fine  material  on  the  surface,  and  the  combined  watering  and  rolling  shall  be 
continued  until  the  voids  of  the  gravel  become  filled  with  fine  particles  and  until  the 
roadway  surface  conforms  to  the  specified  croos  section.  After  the  completion  of  the 
roiling  no  teaming  other  than  that  necessary  for  bringing  on  the  No.  2  product  for 
the  next  course  shall  be  allowed  over  the  rolled  surface.  The  surface  of  the  first  course 
shall  be  maintained  in  its  finished  condition  until  the  second  course  shall  have  been 
■pned  Should  it  be  apparent  after  the  rolling  of  the  first  course  that  the  subgrade 
or  shoulder  material  shall  have  become  churned  up  into  or  mixed  with  the  material 
of  this  course,  whether  by  reason  of  the  rolling  or  by  hauling  over  the  surface,  or  other- 
wise, the  Contractor  shall  at  his  own  expense  remove  and  replace  such  mixture  of 
No.  2  product  and  subgrade  pr  shoulder  material  with  No.  2  product  and  shall  roll 
the  material  to  produce  a  uniform,  firm  and  even  first  course  as  required. 

M  Construction  of  Second  Course.  On  the  completed  first  course  shall  be  spread. 
In  the  manner  specified  in  the  preceding  paragraph,  No.  2  product  to  form  the  second 
course.  This  mixture  of  gravel,  sand  and  day  shall  be  evenly  spread  to  such  depth 
that  it  shall  have,  after  rolling,  the  required  thickness  of  8  in.  The  second  course  shall 
be  compacted,  puddled  with  water  and  finished  under  the  same  provisions  as  prescribed 
for  the  first  course.  When  the  rolling  shall  have  been  completed,  the  surface  of  the 
■eeond  course  shall  be  firm,  even  and  true  to  the  lines,  grades  and  cross  sections. 
•*  Construction  of  Third  Course.  On  the  completed  second  course  shall  be  spread 
-  in  the  manner  above  specified  for  the  first  course  No.  1  product  to  form  the  third 
course.  This  mixture  of  gravel,  sand  and  clay  shall  be  evenly  spread  to  such  a  depth 
that  it  will  have,  after  rolling,  the  required  thickness  of  2  in.  The  third  course  shall 
be  compacted  and  puddled  with  water  under  the  same  provisions  as  prescribed  for  the 
first  course.  When  the  rolling  shall  have  been  completed,  the  surface  of  the  third 
course  shall  be  firm,  even  and  true  to  the  lines,  grades  and  erons  sections.  If  necessary 
to  satisfactorily  bond  the  roadway  surface,  the  third  course  shall  then  be  evenly  covered 
with  a  thin  layer  of  sand  or  sand  and  day  and  rolled. 
m  w^—OT^oent  and  Payment.    The  quantity  of  gravel  road  to  be  paid  for  shall 
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be  the  number  of  square  yards*  measured  horizontally,  satisfactorily  completed  in 
accordance  with  the  specifications.  The  price  stipulated  shall  include  shaping  and 
rolling  of  the  subgrade,  the  furnishing  of  the  different  products  of  gravel,  sand  and 
day,  the  placing,  rolling  and  watering  of  the  several  courses,  and  all  work  and  expenses 
incidental  to  the  completion  of  the  gravel  road.  (The  quantity  of  shoulders  snail  be 
paid  for  under  a  separate  item.) " 

As  representing  variations  in  practice  throughout  the  United  States  to 
meet  local  conditions,  the  following  excerpts  from  state  specifications  are 
quoted: 

Alabama  Specifications.  "After  the  road  has  been  graded  and  subgraded  as  specified, 
a  coat  of  gravel,  approved  by  the  State  Highway  Engineer,  or  the  Assistant  Highway 

Engineer,  shall  be  placed  on  the  road  to  a  depth  of in,  and  to  a  uniform  width 

of ft.    This  material  must  be  dressed  with   a   road   machine   or   dragged 

until  the  surface  is  hard  and  firm  and  free  from  boles  and  bumps  and  until  every 
particle  of  gravel  is  thoroly  nested.  No  gravel  must  be  placed  on  the  road  when  the 
surface  of  the  subgrade  is  wet  or  spongy.  The  road  must  present  a  smooth  even 
surface,  free  from  dips  or  high  places,  and  must  conform  to  the  grade  and  cross  flection 
shown  on  the  profile  and  plans.  The  ditches  must  be  parallel  to  the  center  of  the 
road,  except  where  it  is  possible  to  turn  the  ditch  away  from  the  road.  The  contractor 
must  see  that  no  strippings,  earth  or  other  inferior  or  non-road  building  material  is 
placed  on  the  road.  Where  such  material  shows  on  the  road  the  contractor  will  be 
required  to  move  same  and  place  instead,  material  that  has  been  approved  by  the 
Engineer  or  his  Assistant. 

"Clay.  When  it  is  deemed  necessary  by  the  Engineer  to  place  sand-gravel  on  the 
road,  a  good  quality  of  mineral  clay  approved  by  the  Engineer,  will  be  required  mixed 
with  said  sand-gravel  to  make  a  firm  bond  of  the  mass.  The  mixing  of  the  clay  and 
gravel  on  the  road  must  be  done  in  strict  accord  with  the  following  directions:  Where 
possible,  the  wagons  must  be  loaded  }{  clay  and  %  gravel  and  dumped  on  the  road. 
Where  such  is  not  possible,  4  in  of  clay  must  be  hauled  and  placed  on  the  road,  after 
which  5  in  of  gravel  must  be  placed  on  said  clay.  In  both  cases  after  400  or  500  Un 
ft  of  the  mass  has  been  placed,  a  thoro  plowing  must  be  given  the  road  so  that  the 
clay  is  well  broken;  after  such  plowing  the  entire  mass  must  be  harrowed  until  the 
gravel  and  the  clay  are  thoroly  mixed.  After  the  thoro  mixing  and  the  road  has 
sufficiently  dried  out,  it  must  be  properly  shaped  so  as  to  have  a  fall  from  center  to 
ditches  of  1  in  to  the  ft  and  then  thoroly  rolled.  In  the  event  a  lack  of  mixing  is 
apparent,  the  contractor  will  be  required  to  repeat  the  process  until  the  mass  ia  well 
mixed."  • 

Kentucky  Specifications.  "Shoulders.  During  the  preparation  of  the  subgrade 
and  before  any  stone  is  placed  thereon,  shoulders  shall  be  built  along  each  aide,  aa 
indicated  on  the  cross-section  drawings.  They  shall  be  built  to  a  sufficient  height  to 
permit  placing  the  lower  course  of  gravel  against  them,  shall  be  true  to  the  alignment 
of  the  edge  of  the  gravel  and  shall  have  the  side  next  to  the  gravel  aa  nearly  vertical 
as  the  natural  soil  will  permit.  The  shoulders  may  be  built  for  both  courses  of  gravel 
before  any  gravel  is  placed  and  the  Contractor  may  use  side  boards  having  a  height 
equal  to  the  loose  depth  of  the  gravel.  But,  after  the  first  course  of  gravel  has  been 
rolled,  the  shoulders  must  be  made  true  and  properly  shaped  before  the  second  course 
of  gravel  is  laid.  Only  selected  material  which  readily  compacts  under  the  roller  and 
contains  no  weeds,  sod,  roots  or  other  perishable  matter  shall  be  used  for  shoulders. 

"  Gravbl,  First  Course.  A  layer  of  gravel  shall  be  spread  on  the  prepared  bed 
to  such  thickness  and  width  as  shown  on  the  plans.  The  gravel  for  this  course  shall  be 
not  less  than  2  in  nor  more  than  4  in,  measured  on  the  greatest  diagonal.  It  shall 
contain  not  more  than  26%  of  material  less  than  2  in  in  size,  reasonably  well  dis- 
tributed thruout  the  mass.  It  must  be  evenly  spread;  and  after  wetting,  rolled  to 
compactness  and  must  present  a  true  surface  to  the  finished  roadbed. 

"  Gravbl,  Second  Course.    The  second  course  of  gravel  shall  then  be  added  of  such 
thickness  and  width  as  shown  on  the  plans.    The  gravel  for  this  course  shall  be  not 
less  than  >£  in  nor  more  than  2  in,  measured  on  the  greatest  diagonal,  and  shall  con- 
tain «*"+  ""ore  than  25%  of  material  of  less  dimensions,  or  of  sand  and  clay,  reasonably 
knted  thruout  the  mass.    Binding  material,  of  such  quality  and  sufficient 
ids  as  directed  by  the  Engineer,  shall  be  evenly  spread  over  this  course. 
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The  whole  shall  be  uniformly  spread,  well  flushed  and  firmly  compacted  until  the 
surface  becomes  smooth  and  rounded  as  shown  on  the  plans." 

Maine  Specifications.  "  Gravel  shall  be  furnished  by  the  contractor  from  banks 
approved  by  the  engineer  and  shall  be  of  a  quality  satisfactory  to  the  engineer.  In 
general  it  shall  consist  of  hard,  sound  durable  stones  of  various  sizes,  ranging  from 
pea  atone  to  a  maximum  size  of  3}£  m.  The  quality  of  the  binding  material  shall  be 
determined  by  the  engineer.  The  amount  of  binder  contained  in  the  gravel  shall 
be  not  less  than  16%  nor  more  than  26%  and,  in  case  the  fine  material  which  occurs 
in  the  hank  is  deficient  or  is  not  suitable  as  a  binder,  the  contractor  will  furnish  suitable 
smterial  and  spread  a  layer  of  such  material  on  each  course,  mixing  and  rolling  the 
same,  as  directed  by  the  engineer  until  it  is  thoroly  bonded.  Gravel 'shall  be  spread 
in  either  two  or  three  courses.  The  roller  shall  weigh  at  least  10  tons.  Any  depres- 
suns  shall  be  filled  and  compacted,  at  the  time  they  appear,  with  the  same  material 
which  is  being  used. 

"Two-Coursb  Road.  Whenever  the  smaller  sizes  of  stone  predominate,  the  bottom 
course  shall  have  a  thickness  of  4  in  after  rolling.  This  course  shall  be  bonded  with 
a  fine  material  before  the  second  course  is  applied.  The  second,  or  top  course,  shall 
be  erH1*"'  to  the  bottom  course  andVahall  have  the  same  thickness.  It  shall  be  bonded 
with  fine  material  until  a  firm,  hard,  smooth  surface  is  produced.  The  rolling  of  each 
coarse  shall  be  done  while  the  gravel  is  wet,  using  a  sprinkler  if  so  ordered  by  the 


"Thbbb-Coubsb  Road.    Whenever  the  larger  sizes  of  stone  predominate  the  bottom 
shall  have  a  thickness  of  3  in  after  rolling.    The  second  course  shall  be  of  the 
kind  of  material  and  of  the  same  thickness.     The  top  course  shall  have  a  thick- 
of  2  in  after  rotting  and  contain  stone  not  larger  than  1  Vl»  in  in  size.    Each  course 
shall  be  thoroly  bonded  with  fine  material  by  mixing,  rolling  and  sprinkling  until  a 
firm*  hard,  smooth  surface  is  produced. 

"Sfbbadino.  Spreading  wagons  may  be  used  when  approved  by  the  engineer. 
When  dump  carts  are  used  the  gravel  shall  be  dumped  upon  a  platform  or  upon  the 
ground  on  the  sides  and  then  spread  uniformly  over  the  surface  to  be  built.  It  may 
be  also  spread  with  shovels  from  the  carts.  The  contractor  shall  deposit  where  directed 
by  the  engineer,  along  or  near  the  edge  of  the  road  in  piles  neatly  formed  and  approxi- 
mately 600  ft  apart,  5  eu  yd  of  gravel  for  use  in  maintenance  of  the  road.  The  gravel 
surface  when  finished  shall  conform  to  the  lines  and  grades  given  by  the  engineer  in 
accordance  with  plans  and  specifications.  No  allowance  will  be  made  for  material 
which  may  be  driven  into  the  subgrade  by  rolling. 

"Payment  for  gravel  roads  will  be  made  per  cubic  yard  compacted  into  place  in 
accordance  with  the  thickness  specified  on  plans. 

"Gravel  for  maintenance  shall  be  paid  for  at  the  price  bid  per  cubic  yard,  but 
measured  in  the  wagon  at  point  of  delivery  on  the  road." 

Massachusetts  Specifications.  "  Before  the  surfacing  is  spread  the  roadbed  shall 
be  •krr**<  to  a  true  surface  conforming  to  the  proposed  cross-section  of  the  highway 
tad  rolled  by  a  steam  roller,  unless  otherwise  ordered  by  the  Engineer.  All  depressions 
occurring  must  be  filled  with  suitable  material  and  again  roiled,  until  the  surface  is 
smooth  and  hard.  The  cost  of  shaping  and  rolling  the  roadbed  shall  be  included 
si  the  price  paid  for  excavation  and  for  furnishing  the  material  used,  and  shall  not 
be  additional  thereto. 

"On  the  roadbed  prepared  as  hereinbefore  described,  gravel  of  a  quality  satisfactory 
to  the  Engineer  shall  be  spread  for  the  width  of  18  ft,  and  to  a  depth  of  6  in  at  the 
center  and  4  in  at  the  sides  of  the  roadway,  after  rolling.  The  gravel  shall  contain 
so  stones  measuring  over  3  in  in  their  longest  dimensions.  It  shall  be  spread  from 
•  damping  board,  and  care  shall  be  taken  while  spreading  the  gravel  to  rake  forward 
and  distribute  the  largest  stones  so  that  they  will  be  at  the  bottom  of  the  gravel  course 
sad  be  evenly  distributed.  The  gravel  so  placed  shall  be  thoroly  watered  and  rolled 
with  a  steam  roller  to  the  satisfaction  of  the  Engineer.  Any  depressions  that  appear 
daring  or  after  rolling  shall  be  filled  with  gravel  and  re-rolled  until  the  surface  is  true 
and  even.  The  surface  of  the  roadway  when  completed  shall  present  such  a  crown  as 
tee  Engineer  may  direct." 

lfinneaota  Specifications.  "  The  subgrade,  before  being  gravelled,  shall  be  dressed 
to  cross  section  shown  on  plan  and  must  be  thoroly  compacted,  free  from  ruts,  waves 
and  undulations.    Gravelling  upon  a  wet,  muddy  roadbed  will  not  be  permitted 
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lines  and  grades  will  be  given  by  the  engineer  in  charge  and  gravel  will  be  deposited 
to  rope  lines  laid  true  and  parallel  to  the  center  line  at  the  specified  distances. 

"The  width  and  thickness  of  completed  gravel  roads  to  be  built  under  these  specifi- 
cations will  be  as  shown  on  typical  cross  sections  made  a  part  hereof.  The  gravel 
shall  be  furnished  by  the  county  and  of  a  quality  approved  by  the  engineer,  and  the 
location  of  the  pit  from  which  the  same  is  to  be  taken,  will  be  designated  in  the  state- 
ment of  quantities.  When  clay  base  is  called  for  by  specifications,  such  base  shall  be 
deposited  in  advance  of  the  gravel  and  uniformly  distributed  to  required  width  and 
thirlmwi,  and  rolled  with  a  6-ton  roller  or  dressed  with  a  road  machine  and  road 
drag  as  specified. 

"No  earth,  Sod  nor  any  foreign  or  vegetable  matter  will  be  allowed  in  the  gravel, 
and  care  must  be  taken  that  strippings  be  not  mixed  with  the  gravel.  Any  loads 
taken  to  the  work  containing  such  objectionable  material  will  be  rejected  or  used  for 
filling  if  such  is  required  and  paid  for  at  a  price  not  exceeding  that  for  which  the  nearest 
material  can  be  loaded  and  hauled,  or,  if  not  used,  will  be  taken  away  from  the  work 
and  deposited  as  the  engineer  may  direct,  at  the  cost  of  the  contractor.  The  gravel 
shall  be  brought  to  a  firm,  compact  surface,  free  from  ruts,  waves  and  undulations. 
This  shall  be  accomplished  by  means  of  a  roller  of  not  less  than  5  tons  weight,  or  by 
a  system  of  maintenance  by  means  of  dragging  and  hand  raking  for  a  period  of  at 
least  80  days  from  completion  of  placing  same. 

"The  contract  price  shall  include,  unless  otherwise  specified,  the  necessary  stripping 
of  pits,  loading,  transportation,  dumping,  spreading,  maintaining  or  rolling  as  required 
and  any  necessary  work  to  bring  the  gravel  surfacing  to  cross  section  hereinbefore 
specified,  in  a  complete  and  workmanlike  manner. 

"The  engineer  will  furnish  the  bidders  information  relative  to  pit  locations,  the 
results  of  test  pits  and  borings,  and  determination  of  quality  and  quantity  of  gravel 
where  such  determinations  have  been  made,  but  any  information  furnished  to  bidders 
in  this  respect  by  the  engineer  shall  not  be  considered  as  binding  upon  the  contracting 
county,  nor  as  a  basis  for  extra  charge  above  contract  price,  as  bidders  must  visit  pro- 
posed pit  locations  and  satisfy  themselves  as  to  the  availability  of  gravel. 

"Unless  otherwise  specified  gravel  will  be  measured  in  the  wagon  boxes  as  delivered 
on  the  work  and  checks  showing  the  amount  delivered  in  each  load  will  be  furnished 
the  teamster  by  the  inspector  in  the  employ  of  the  county.  The  gravel  placed  on  the 
road  will  be  in  excess  of  measurements  on  the  plan  at  time  of  placing,  but  the  con- 
tractor will  be  required  to  deliver  wagon  measurement  in  amount  specified  for  each 
100  ft  station. 

"Sub-Gradb.  The  roadway  shall  be  graded  approximately  to  ernes  section  as 
shown  on  diagram,  having  a  width  of  17  ft  at  a  depth  of  7  in  below  grade  at  center 
and  12  in  below  grade  at  sides.  All  soft  spots  or  vegetable  matter  shall  be  removed 
from  roadway,  and  the  center  17  ft  thoroly  rolled  or  compacted,  as  directed  by  the 
engineer.    When  fill  is  over  5  ft  high,  the  roadway  shall  be  24  feet  with  crown  of  12  in. 

"Gravbl  Surfacing.  The  gravel  used  shall  be  an  approved  pit  gravel,  containing 
not  more  than  10%  of  sand  nor  more  than  15%  of  clay.  Same  shall  be  free  from 
stone  of  over  2  in  in  diameter.  Sand  and  clay  proportions  may  be  altered  at  direction 
of  engineer  when  surfacing  is  to  be  used  on  heavy  day  or  sandy  roads.  In  placing 
gravel,  same  shall  be  ehovelled  into  place,  and  not  dumped  on  road  in  such  a  manner 
as  will  develop  wavy  surface  after  settlement.  All  stones  of  over  1  in  in  diameter 
must  be  kept  at  least  4  in  below  finished  surface.  The  gravel  shall  be  deposited  on 
the  canter  of  the  road  17  ft  wide  at  base,  and  16  ft  wide  at  top,  rolled  to  a  thickness 
of  7  in  at  center  and  5  in  at  8  ft  from  center.  If  for  any  reason  rolling  is  not  done, 
work  will  not  be  accepted  until  9  months  after  gravel  is  placed,  or  until  same  has 
permanently  set,  and  contractor  will  be  required  to  keep  same  raked  smooth  and 
in  good  condition  until  accepted  by  the  engineer. 

"Shoulders.  After  the  gravel  is  thoroly  compacted,  the  shoulders  of  earth  shall 
be  brought  to  cross-section  shown,  leaving  the  roadway  with  uniform  crown  as  required 
on  the  diagram,  the  whole  roadway  to  be  rolled  or  dressed  as  directed  by  the  engineer;** 

Maryland  Specifications.  "The  portion  of  the  roadbed  prepared  for  the  gravel 
shall  be  below  the  sides  an  amount  equal  to  the  thickness  of  the  first  course  of  gravel 
so  ss  to  prevent  the  gravel  spreading  at  the  sides.  The  shape  for  the  roadbed  shall 
■»•  •*  shown  on  the  accompanying  plans  and  shall  have  a  cross-slope  of in  to 
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"Fibst  Coubsb.  Material.  The  first  course  of  the  gravel  surfacing  •hall  consist 
of  gravel  of  sizes  varying  from  sand  to  2)4  in.  no  pieces  to  have  a  dimension  greater 
than  2H  m-  This  is  known  as  No.  1  size-  If  more  than  25%  of  the  gravel  will  pass 
Jf-in  screen,  all  the  gravel  for  this  course  must  be  screened  if  required  by  the  Engineer. 
No  material  shall  be  used  which,  in  the  opinion  of  the  Engineer,  is  unfit  for  the 
If  any  such  material  is  put  upon  the  road  it  shall  be  removed  immediately 
notice  from  the  Engineer  and  replaced  by  proper  material  at  the  Contractor's 


"Spreading.  No  gravel  shall  be  spread  before  the  roadbed  has  been  made  as 
specified.  The  gravel  shall  be  spread  upon  the  roadbed,  prepared  as  herein  described 
with  shovels  from  piles  alongside  the  road,  or  from  a  dumping  board;  or  it  may  be 
spread  directly  from  wagons,  especially  constructed  for  this  purpose  and  approved 
by  the  Engineer,  but  in  no  ease  shall  the  gravel  be  dumped  directly  upon  the  roadbed. 

"Rolling.  After  the  gravel  for  the  first  course  has  been  spread  to  the  required 
Alliums,  and  has  a  proper  cross  section,  it  shall  be  rolled  with  a  steam  roller,  weighing 
not  less  than  8  tons,  until  it  is  compacted  to  form  a  firm  even  surface.  Should  any 
dhnculty  be  experienced  while  rolling  in  having  the  gravel  readily  compact,  sprinkling 
with  water  or  hghtly  spreading  with  sand  or  other  material,  as  the  Engineer  may 
approve,  shall  be  employed.  The  rolling  must  begin  at  the  sides  and  work  toward 
the  center  thoroly  covering  this  space  with  the  rear  wheels  of  the  roller. 

"Unevenness  and  Depressions.  Should  any  unevenness  or  depressions  appear,  dur- 
ing or  after  the  rolling  of  the  first  course,  they  shall  be  .remedied  immediately  with 
gravel  and  reroUed  untfl  a  firm,  even  surface  is  obtained.  After  the  first  course  has 
been  thoroly  rolled  and  compacted,  should  the  aubgrade  material  appear  to  have 
churned  up  into  or  mixed  with  No.  1  gravel,  if  so  directed  by  the  Engineer,  the  Con- 
tractor shall,  at  his  own  expense  and  without  extra  compensation,  dig  out  and  remove 
the  mixture  of  subgrade  material  and  No.  1  gravel,  and  replace  the  same  with  clean 
gravel  and  thoroly  reroll  the  fresh  graveL 

"The  thirlrnc—  of  the  first  course  of  gravel,  after  thoro  rolling,  shall  be  that  of  the 
etaas  of  gravel  surfacing  provided  for  any  particular  place  as  described  under  Classen 
A  and  B.  If,  for  any  reason,  a  greater  thickness  than  specified  is  made  by  the  Con- 
tractor no  extra  allowance  for  such  additional  thickness  will  be  made. 

"Shoulders.  After  the  first  course  has  been  made  as  herein  described,  earth  shoul- 
ders shall  be  constructed  along  each  side  of  the  road  for  a  width  of  at  least ft 

as  shown  on  the  accompanying  plana.  Against  these  shoulders  shall  be  spread  the 
gravel  for  the  second  course  as  herein  described.  The  shoulders  shall  contain  a  suffi- 
cient quantity  of  earth  so  that  a  smooth  and  continuous  slope  will  be  obtained  after 

the  shoulders  and  second  course  are  rolled.    The  shoulders  with  the ft  of 

gravel  will  make  a  total  width  of ft  to  be  shaped  as  shown  on  the  plans. 

Material  for  the  shoulders  must  be  free  from  roots,  stumps  or  other  vegetable  matter 
and  thoroly  compacted  by  the  roller.  Material  with  a  proportion  of  sand,  such  as 
prevents  it  when  dry  from  compacting  readily  under  the  roller  shall  not  be  used, 
except  under  written  approval  of  the  Engineer.  No  material  which  is  considered 
unfit  for  the  work  by  the  Engineer  shall  be  used,  and  where  any  such  is  put  on  the 
work  it  shall  be  immediately  removed,  upon  notice  by  the  Engineer  at  the  Contractor's 
i  nil  immi  No  first  course  material  shall  be  spread  on  the  subgrade  when  the  latter  is 
anddy  or  soft  or  in  any  way,  in  the  opinion  of  the  Engineer,  unfit  for  receiving  the 


"Sboond  Coubsb.  The  second  course  of  the  gravel  surfacing  shall  be  the  same 
width  as  the  first  course. 

*  Material.  The  second  course  shall  consist  of  gravel  of  sizes  varying  from  sand 
to  1)4  hi;  no  piece  to  have  a  greater  dimension  than  1H  in-  This  shall  be  known 
as  No.  2  size.  If  more  than  20%  of  the  gravel  will  pass  a  #-in  screen,  all  the  gravel 
for  this  course  must  be  screened  if  required  by  the  Engineer. 

"Spreading,  Rolling,  Unevenness  or  Depressions.  (Similar  to  requirements  for 
spreading,  rolling,  unevenness  or  depressions  under  first  course.) 

"Thickness.  The  thickness  of  the  second  course  of  gravel,  after  thoro  rolling, 
shall  be  that  of  the  class  of  gravel  surfacing  provided  for  any  particular  place,  as 
described  under  Classen  A  and  B.  If,  for  any  reason,  a  greater  thickness  than  specified 
is  made  by  the  Contractor  no  extra  allowance  for  such  additional  thickness  will  be 
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"Third  Coubse.    Material.    The  third  course  of  the  gravel  surfadttg  shall 
of  dean,  sharp  sand  with  no  particles  larger  than  M  in. 

"Spreading.  After  the  second  course  of  No.  2  gravel  has  been  rolled  and  completed 
as  above  described  the  sand  shall  be  spread,  but  in  no  case  shall  sand  be  used  until 
the  second  course  has  been  thoroly  rolled  and  compacted.  The  sand  shall  be  spread 
dry  with  shovels  from  piles  alongside  the  road,  or  from  dumping  boards,  out  in  no 
ease  is  the  sand  to  be  dumped  directly  on  the  second  course. 

"Watering  and  Rolling.  After  the  sand  is  spread  it  shall  be  sprinkled  with  water 
from  a  properly  constructed  watering  cart,  and  then  rolled  with  a  steam  roller  weighing 
not  less  than  8  tons.  The  amount  of  water  necessary  shall  be  determined  by  the 
Engineer.  The  rolling  shall  begin  at  the  sides  and  continue  until  the  surface  is  hard 
and  smooth  and  shows  no  perceptible  tracks  from  vehicles  passing  over  it.  If,  after 
rolling  the  sand,  the  No.  2  gravel  appears  at  the  surface,  additional  sand  shall  be  used 
in  such  places.  The  rolling  and  watering  shall  continue  until  the  water  flushes  to 
the  surface.  The  rolling  is  to  extend  over  the  whole  width  of  the  road  including 
the  shoulders. 

"Unevenness  or  Depressions.  (Similar  to  requirements  for  unevenness  or  depres- 
sions under  first  course.)" 

Connecticut  Specifications.  "  Kind  op  Gravel.  The  gravel  shall  be  composed  of 
a  hard  durable  stone  and  assorted  sizes  of  finer  materials,  sufficient  but  not  more  than 
sufficient  to  fill  all  voids.  All  gravel  used  under  this  specification  must  be  screened. 
Care  must  be  taken  to  have  the  gravel  as  near  uniform  in  quality  as  possible,  avoiding 
all  shale  gravel. 

"Courses  op  Gravel.  There  shall  be  three  courses,  consisting  of  two  courses 
8  in  in  depth  after  rolling,  and  one  course  2  in  in  depth  after  rolling.  No  allowance 
will  be  made  for  the  settling  of  the  subbase  or  the  stone. 

"  Size  of  Gravel.  All  gravel  must  be  screened.  The  gravel  for  the  first  course  shall 
range  in  size  from  pea  stone  to  3  in  in  its  longest  diameter.  The  gravel  for  the  second 
course  shall  range  hi  size  from  pea  stone  to  2  in  in  its  longest  diameter.  The  gravel 
for  the  finishing  course  must  be  of  a  nature  suitable  and  acceptable  to  the  State  High- 
way Commissioner  or  his  authorized  agent  and  no  stone  shall  exceed  1  in  in  its  longest 
diameter. 

"Ftrst  and  Second  Courses.  The  gravel  shall  be  dumped  on  the  side  of  the  road 
where  it  is  possible.  If  not,  it  can  be  dumped  on  the  side  of  the  roadbed  on  a  platform 
and  scattered  with  shovels.  No  forks,  hooks  or  scrapers  will  be  allowed.  The  reason 
for  this  is  so  that  the  gravel  will  have  uniform  resistance  and  pressure  in  rolling.  A 
patent  spreading  wagon  will  be  allowed.  The  gravel  shall  be  spread  uniformly  and 
rolled  down  after  which  a  sprinkler  shall  be  used  and  this  course  wet  down  and  then 
rolled  again  and  the  wetting  and  rolling  shall  be  continued  until  the  course  is  firm 
and  thoroly  compacted.  This  course  shall  be  3  in  in  depth  when  complete  after  rolling. 
After  the  first  course  has  been  finished  the  second  course  shall  be  applied  and  the  same 
method  shall  be  pursued  in  its  treatment  in  every  particular  as  described  for  the  first 
course,  except  that  the  size  of  the  gravel  shall  not  be  larger  than  will  go  thru  a  2-in 
screen.  This  course  shall  be  3  in  in  depth  after  rolling.  If  in  putting  on  either  course, 
any  settling  is  found,  all  such  places  must  be  brought  up  to  grade  level  before 
any  other  course  is  commenced.  All  wheel  tracks  and  footmarks  of  horses  shall  be 
carefully  filled  and  then  rolled  down  firmly  on  each  course  before  the  next  course  is 
applied. 

"Finishing  Course.  The  material  for  this  course  shall  be  carted  onto  the  sides  of 
the  road  proper  and  dumped  at  suitable  intervals  before  the  rolling  has  been  fully 
completed  on  the  second  course,  after  which  all  wheel  tracks  and  footmarks  of  horses 
shall  be  carefully  filled  and  then  rolled  down  firmly.  This  course,  after  being  spread 
uniformly,  shall  be  wet  down  and  then  rolled,  and  the  wetting  and  rolling  shall  be 
continued  until  the  road  is  solid  and  firm  and  will  not  show  the  mark  of  hoof  or  wheel 
while  driving  over  it. 

"Sprinkling  Wagons  and  Roller.    The  contractor  shall  provide  and  use  con- 
tinually during  the  construction  of  the  road,  and  until  its  final  acceptance  by  the  State 
Highway  Commissioner,  one  vertical  spray  sprinkling  wagon  for  each  2600  lin  ft, 
or  fractional  part  thereof,  of  said  road.    A  steam  roller  weighing  not  less  than  10  tons 
he  used  on  all  work." 
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15.  Construction  Cost  Data 

Preliminary  Data.  In  order  to  properly  determine  the  cost  of  a  gravel 
road  before  construction,  a  careful  pre-survey  of  the  ground  should  be 
made.  It  ia  assumed  that  the  party  requiring  the  cost  has  already  figured 
the  other  items  which  go  to  make  up  the  road  construction  job,  and  this 
paragraph  will  concern  itself  only  with  the  cost  of  surfacing  the  road  itself. 
In  the  first  place,  the  gravel  bank  should  be  located  and  the  average  haul 
determined.  In  other  words,  the  number  of  cubic  yards  of  gravel  to  be 
used  on  the  road  should  be  calculated,  and  the  work  divided  up  into  sones, 
and  the  cost  per  cubic  yard  of  excavating,  screening  and  hauling  the  gravel 
for  each  zone  computed.  This  entire  cost  should  be  averaged  over  the 
whole  job  and  to  it  added  the  cost  of  manipulation  of  material  after  it 
has  been  placed  on  or  adjacent  to  the  subgrade.  The  cost  of  manipulation, 
placing  and  rolling  of  the  material  will  be  the  same  for  the  entire  length 
of  the  work;  the  only  variation  in  figures  being  the  cost  of  hauling  the 
material  to  the  point  where  it  is  to  be  used.  In  figuring  the  different 
Hems  which  go  to  make  up  the  cost  of  gravel  surfacing,  it  is  impossible  to 
give  any  exact  figures  as  to  what  each  item  will  cost,  but  a  fair  indication 
can  be  secured  from  cost  data  given  below.  Care  should  be  taken  to 
make  necessary  allowances  for  the  local  conditions,  namely  cost  of  labor, 
length  of  day,  cost  of  teams,  size  of  wagons,  condition  of  teams  to  be 
secured,  if  teams  are  used,  and  the  character  and  capacity  of  the  men  who 
will  do  the  actual  work. 

Basis  of  Cost  Data.  Following  is  a  statement  of  cost  of  the  construction 
of  different  gravel  roads  separated  as  follows:  First,  the  cost  of  gravel 
roads  in  those  states  for  which  the  specifications  are  quoted.  These  cost* 
are  secured  from  information  furnished  by  the  highway  departments  of 
the  several  states,  and  must  be  accepted  only  as  an  indication  of  the  average 
coat  of  work  for  the  locality  mentioned.  Wide  variation  in  the  cost  will 
be  noticed.  This  is  due  to  many  factors.  Principally,  however,  these 
are  variations  in  cost  of  manipulation  of  material  due  to  different  specifica- 
tions, length  of  working  day,  class  of  labor  employed,  and  length  of  haul 
of  material. 

Alabama.  Dallas  County.  Selma  and  Richmond  Road  built  in  1914;  width  of 
roadbed,  20  ft;  width  of  gravel,  12  ft.  Road  was  built  with  county  convicts;  cost 
of  convicts  per  man  per  day  for  guard  hire,  medical  attention  and  feeding  was  $0,303; 
average  number  of  convicts,  46. 

Distribution  of  Cost 

Previously  reported $6672 .  88 

Earth  excavation 2306.92 

Clearing  and  grubbing 110 .  00 

Gravel 1300.00 

$9389.80 
Engineering 25 .  00 

$9414.80 
MOes  completed,  2.75.     Cost  per  mile $1420.50 

Fayette  County.  Guin  Road  built  in  1915;  width  of  roadbed,  20  ft;  width  of 
gravel,  12  ft-  Work  consisted  of  surfacing,  with  clay  gravel,  4.54  miles  of  road;  7958 
ea  yd  gravel  used;  cost  per  mile,  $1052.72. 

Hals  County.  Greensboro  and  Union  town  Road  built  in  1915;  width  of  roadbed. 
29  ft;  width  of  gravel,  14  lU 
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Distribution  of  Coot 

Earth  excavation,  7404  cu  yd $1628. 

Clearing  and  grubbing,  7  acres 36.00 

Double  strength  vitrified  pipe,  24-ia,  66  Un  ft 146.26 

Concrete  abutments,  49.73  en  yd 497.80 

Gravel,  placed,  1468  cu  yd 1166.40 

Force  account 101 .60 

$3676.48 

Gravel 688.80 

Freight  on  gravel 442 .  60 

Steel  bridge 270.00 

$4871.18 
Engineering 158.14 

$6024.27 
Miles  completed,  1.06.    Cost  per  mile $4739.87 

Nona.  It  is  evident  from  the  cost  shown  for  Alabama  that  the  cost  per  cubic  yard 
of  gravel  is  the  unit  determined  upon  for  this  state.  For  the  Fayette  County  Road, 
the  cost  for  placing  gravel  is  $0.60,  which  is  a  remarkably  low  cost  if  there  was  anj 
manipulation  or  grading  material.  The  Hale  County  Road,  on  the  other  hand,  shown 
that  the  cost  of  placing  the  gravel  was  $0.40,  while  the  cost  of  the  gravel  was  $0.41 
and  the  freight  on  the  gravel  was  80  ceita,  making  the  total  cost  of  gravel  in  plad 

Coat  of  Gravel  Roads  in  Maine,  1914 


Name 

Miles 

Cost 

Total  Coot 
per  Mile 

Fryeburg 

2!08 
7.41 
5.66 
7.09 
2.28 
1.45 
1.08 
1.59 
6.02 
9.28 

$11618.16 
40886.79 
42666.60 
62144.91 
12816.36 
9021.80 
6676.82 
14197.19 
84848.88 
68767.63 

$6728.88 
6617.78 

Woolwich 

7681.94. 

Waldoboro 

7364.71 

6621.21 

Leeds. 

6221.93 

Madison 

6266.85 

8929.06 

Trenton 

5704.96 

Whiting 

6825.80 

Cost  of  Gravel  Roads  in  Maine,  1915 

Name 

Miles 

Gravel 

Surface 

perCuYd 

Cost 

Total 

Coot 

per  Mile 

Wiscssset 

8.90 
6.80 
4.88 
1.85 
8.62 
8.44 
2.29 
5.61 
8.08 
4.92 
1.09 
6.72 
1.95 

$l!45 
1.50 

l!49 
1.59 
1.19 
1.55 
1.55 
1.15 
1.80 
1.20 
1.24 

$29638.71 
87423.81 
34211.01 
14771 .92 
26223.75 
26404.91 
10262.36 
38793.60 
22844.07 
28987.12 
8669.01 
39990.47 
14287.27 

$7599.25 

Warren 

6462.38 

Monmouth 

7010.46 

Winthrop 

7984.72 

FarmingVm  -    

7244.18 

7675.84 

Fairfield 

4480.60 

Norridgewock ,.,,,,,... 

6023.81 

Etna 

7264.66 

6891.69 

7862.80 

5960.96 

7826.80 

Ait.  15 
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v,  $1.50,  which  compares  favorably  with  the  average  cost  for  the  State  of 
Maine  quoted  on  page  210. 

Maine.  The  figures  for  1914  and  1915  show  the  total  coat  per  mile  of  gravel  roads, 
and  far  1915,  average  eoata  per  cubic  yard  where  the  gravel  surfacings  are  indicated. 

Following  are  average  costs  for  gravel  roads  6  in  in  thickness,  not 
any  grading  or  other  work  except  the  gravel  in  place: 

1912 $0. 16  per  sq  yd. 

1913 0.28  per  sq  yd. 

1914 0.26  per  sq  yd. 

1915 0.21  per  sq  yd. 

It  is  needless  to  state  that  the  variation  in  these  costs  is  due  to  the  length  of  haul 
of  the  material.  The  average  costs  for  all  gravel  roads  for  4  years  are  given  as  secured 
f  rasa  official  sources. 

Maryland.    The  following  table  gives  cost  data  for  the  different  parte  of  the  work 
sections  of  gravel  roads,  14  ft  in  width,  constructed  during  1912  and  1913. 


MBes 
of 

Bond 

Preliminary 

Surveys 

and 

Plans 

Grading 

Surfacing 

Bridges, 
Culverts 

and 
Under- 

Inspec- 
tion 
and 

Super-' 

Miscel- 
laneous 

Total 

Cost 

drains 

vision 

4.64 

$839.71 

$6866.16 

$17179.74 

$6644.61 

$641.88 

$823.01 

$30994 

$6679 

6.26 

467.58 

11268.42 

27213.08 

6055.78 

1521.91 

497.88 

47004 

7620 

3.01 

220.87 

8931.92 

10792.00 

1627.87 

716.98 

272.09 

17461 

6801 

3.87 

288.34 

9186.68 

18918.67 

1408.29 

1060.99 

305.70 

26148 

6756 

5.02 

367.68 

17443.02 

26241.78 

8778.38 

681.71 

1004.28 

54466 

10849 

2.00 

146.43 

4824.86 

8181.84 

627.19 

602.05 

223.11 

9505 

4762 

6.12 

476.86 

15968.71 

19684.24 

9567.76 

1268.28 

473.81 

47439 

7751 

5.98 

466.47 

12930.77 

22971.78 

10830.44 

1024.67 

553.78 

48276 

8078 

41  •VHP  •      m     m     m 

16.11 

1620.69 

4666.46 

718.81 

298.76 

106.77 

7312 

7312 

it.  The  figures  in  the  following  table  indicate  that  the  cost  per  square 
yard  for  surface  varies  considerably,  but  generally  it  is  higher  for  the  shorter  lengths 
of  roads.  The  extremely  low  prices  quoted  in  Canaan,  Chaplin  and  Eastford  arise 
from  the  fact  that  a  gravel  supply  of  good  quality  was  immediately  available. 


Tear 
BoUt 

Town 

Name  of  Road 

Miles 

Cost  per 
SqYd 
Surface 

Cost  per 
Mile  of 
Surface 

Total 

Cost  per 

Mile 

1913.. 

1914.. 

1914.. 

1914:. 

1914 

1914.. 

1914.. 

{7ans.au 

Chaplin 

Cotoorook 

Eastford 

Franklin 

Ffcnnkhn 

Columbia 

Windham 

Huntsville 

Hartford-Providence 

Norfolk 

Hartford-Providence 

Lebanon 

Lebanon 

Hartford- Willimantic 

0.89 
3.07 
0.84 
8.37 
1.60 
0.69 
3.13 
1.93 

$0.21 
0.22 
0.40 
0.22 
0.37 
0.45 
0.30 
0.33 

$1724.80 
1806.98 
8285.84 
1806.95 
3038.93 
3695.80 
2816.10 
2710.40 

$6198.07 
6482.04 

10060.86 
7744.81 
7491.65 
7350.52 
8981.66 

1911.. 

Windham 

6841.28 

Rogers  (26c)  states,  in  discussing  the  cost  of  gravel  roads  in  Michigan, 
that  there  is  "a  great  diversity  of  plant  used  and  a  wide  range  of  conditions  from 
suburban  streets  to  roads  thru  uncut  forests.  An  average  cost  based  on  59  jobs,  ag- 
gregating 68.42  miles  of  9-ft  gravel  roads,  is  about  $2500  per  mile.  With  a  M-mile 
nasi,  the  cost  was  $2340,  and  with  a  6-mile  haul,  $2850." 

United  Slates.    In  the  following  table  are  given,  for  several  states,  typical  prices 
•f  gravel  roads. 


548 


Gravel  Roads 


Sect.  1C 


From  Municipal  Journal,  Feb.  3,  1916 


State 


Colorado. 
Connecticut.  . 

Idaho 

Indiana 

Massachusetts 
Minnesota.  .  . 
Pennsylvania . 

Tennessee 

Tennessee .... 

Vermont 

Washington .  . 
Wisconsin 


City 


Denver 

Norwalk 

Pocatello 

Crawfordsville 
Framingham  . 

Duluth 

Freeland 

Memphis 

Paris 

Montpelier 

Puyallup 

Waupaca .  . .  .\ 


Cost  per 
Sq  Yd 


$0.20 
0.26 
0.18 
0.44 
0.30 
0.28 


0 
0 
0 
0 
0 
0 


29 
46 
22 
22 
18 
20 


MAINTENANCE 

16.    Causes  of  Failure 

A  gravel  road  is  easily  destroyed,  generally  because  of  its  lack  of  me- 
chanical bond.  With  roads  which  are  not  superficially  treated,  the  deterio- 
ration is  rapid  and  increases  far  out  of  proportion  to  the  weight  of  travel 
and  the  speed  thereof.  In  other  words,  a  gravel  road  subjected  to  slow 
moving  travel  of  a  light  character  will  last  for  an  indefinite  period,  but  as 
the  traffic  increases  in  weight  or  speed,  the  wear  on  the  road  increases  so 
rapidly  that  when  the  amount  of  travel  reaches  a  certain  number  of  vehicles 
or  the  units  are  heavy,  the  use  of  the  gravel  road  is  unwise.  By  far  the 
most  destructive  agency  tending  to  break  up  the  gravel  road  is  rapid  motor 
travel.  Consequently,  a  gravel  road  is  limited  in  its  use  to  those  roads 
which  are  subjected  to  light  and  slow  moving  travel  chiefly  of  a  horse- 
drawn  character.  Nevertheless,  this  typo  of  road  may  be  superficially 
treated  during  maintenance  in  such  a  manner  as  to  increase  its  use  for 
travel  and  extend  its  scope  beyond  the  number  of  units  stated  above  as 
100  motor  vehicles  per  day. 

17.    Methods  of  Maintenance 

As  outlined  in  Art.  10,  many  gravel  roads  of  necessity  must  be  maintained 
under  light  travel  without  the  use  of  bituminous  or  superficial  treatment 
other  than  the  natural  material  itself. 

Ordinary  Maintenance.  Gravel  roads  built  without  any  superficial 
treatment,  that  is,  with  gravel  alone,  can  best  be  maintained  in  good  con- 
dition by  the  proper  use  of  a  drag,  either  of  the  split  log  type  or  some 
variation  thereof.  There  is  no  device  in  the  whole  list  of  road  machinery 
which  is  of  so  much  value  in  the  proper  maintenance  of  gravel  road  surfaces 
as  the  drag.  In  general,  the  drag  should  be  used  after  rain  storms  or 
when  the  road  is  rutted  in  the  fall  or  winter  season  just  before  freezing,  and 
local  arrangements  should  be  made  for  the  application  of  the  drag  when 
the  road  needs  it.  An  instructive  discussion  of  this  device  is  issued  by 
the  U.  S.  O.  P.  R.  (31). 

Repairs.  Repairs  to  untreated  gravel  roads  may  be  made  by  placing  a 
— -«11  amount  of  gravel  in  the  depressions  or  rut*  with  a  sufficient  amount 
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of  sand  and  finer  binding  material  to  keep  the  patches  in  place.  These 
patches  may  be  wet,  but  should  be  preferably  placed  in  the  road  after  a 
rain  storm  when  the  depressions  are  filled  with  water  and  easily'  located 
and  filled  to  a  proper  surface.  Repairs  should  be  made  carefully  and 
periodically  so  that  the  defects  of  the  road  surface  do  not  last  long  enough 
to  cause  a  serious  breaking  up  of  the  entire  construction.     . 

Reconstruction.  Reconstruction  of  untreated  gravel  roads  can  best 
be  carried  on  in  the  spring  or  in  the  fall  when  the  road  is  soft  and  a  coating 
of  gravel  may  be  given  to  the  entire  surface  in  such  a  manner  as  to  replace 
the  surface  by  new  material  fresh  from  the  pit.  Gravel  which  has  been 
thrown  out  by  travel  on  the  sides  of  the  road  or  washed  out  by  rains  is 
not  fit  for  use.  In  no  case  should  repairs  or  reconstruction  be  attempted 
by  using  any  portion  of  the  material  from  the  sides  of  the  road  whether 
it  be  gutter-wash  or  turf. 

Roads  with  Superficial  Treatment.  The  maintenance  of  gravel  roads 
which  may  be  treated  superficially  will  be  considered  as  divided  into  two 
classes;  as  roads  upon  which  a  dust  palliative,  either  of  oil  or  some  other 
material,  is  used,  and  second  as  roads  treated  with  a  bituminous  carpet. 
Both  types  of  treatment  are  designed  with  the  idea  either  of  laying  the 
dust  which  in  itself  is  a  road  protection  or  of  applying  some  surface  to 
the  gravel  road  which  will  enhance  its  usefulness  and  allow  it  to  be  travelled 
more  frequently  and  with  heavier  and  faster  vehicles.  In  either  event, 
it  must  be  borne  in  mind  that  the  gravel  road,  however  treated,  is  not  suit- 
able for  heavy  winter  travel  in  locations  of  extreme  temperature  changes 
or  for  localities  where  continued  rains  are  liable  to  occur,  thus  softening 
up  the  road  itself. 

Roads  Treated  with  Dust  Palliatives.  The  treatments  of  roads  for  the 
laying  of  dust  and  the  incidental  preservation  of  the  surface  may  be  divided 
into  two  classes:  First,  by  the  use  of  dust  layers  consisting  of  material 
of  an  oily  character;  and  second,  by  the  use  of  dust  layers  of  hygroscopic 
nature.  In  each  case,  an  attempt  is  made  to  keep  the  dust  carpet  from 
being  blown  away  by  the  wind  or  being  torn  up  by  passing  travel.  In 
addition,  the  idea  is  to  form  a  mat  with  this  oily  or  moist  dust  upon  the 
surface  of  the  road  which  affords  protection  to  the  larger  particles  of  road 
metal  and  prevents  them  from  separating  or  ravelling,  thereby  disinte- 
grating the  road  itself.  The  oily  materials  may  be  either  asphaltic  or 
non-asphaltic  oils.  In  case  of  the  asphaltic  oil  for  dust  laying,  the  oil 
should  be  applied  to  the  road  without  cover.  With  the  non-asphaltic  oil, 
there  should  be  a  slight  layer  of  clean  dust  upon  the  surface  of  the  road 
which  will  form  a  mat  with  the  oil  and  protect  the  road  while  keeping  the 
dust  in  place.  Material  of  this  character,  however,  tends  to  form  mud 
in  wet  weather. 

With  dust  layers  of  hygroscopic  nature,  the  idea  is  to  collect  moisture 
on  the  surface  of  the  road  by  the  use  of  this  material  and  thereby  make  a 
moist  mat  or  carpet  on  the  surface  of  the  gravel  road  protecting  the  larger 
particles,  and  also  preventing  dust  from  flying.  When  such  materials 
are  used,  the  road  should  contain  a  certain  amount  of  clay  or  other  binding 
material  in  order  that  the  moisture  and  dust-laying  material  may  be  retained 
near  the  surface  of  the  road  and  not  pass*  down  thru  the  voids  into  the 
bottom  of  the  road  where  it  will  be  of  little  or  no  value.  These  materials 
are  generally  made  up  of  some  alkaline  substance,  the  most  successful 
of  which  is  calcium  chloride  or  deodorised  chloride  of  lime  which  has  the 
property  of  attracting  to  itself  water  from  the  atmosphere  or  surrounding 
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sources  of  supply,  thereby  moistening  the  road  surface  and  keeping  it  in 
a  smooth  and  dustless  condition  under  light  traffic.  The  calcium  chloride 
can  be  placed  on  the  road  from  sprinkling  carts  in  a  saturated  solution,  or 
it  can  be  spread  dry  shortly  after  a  rain  storm  in  such  a  manner  as  to  form 
a  moist  mat  as  suggested  above.  Repairs  to  roads  treated  in  this  manner 
can  be  made  by  adding  a  small  amount  of  the  dust-laying  material  to 
the  gravel  patches  in  such  a  way  as  to  make  the  patch  of  the  same  character 
as  the  remaining  road  surface.  Ordinary  rock  salt  in  saturated  solution 
sprinkled  on  the  road  has  the  same  effect,  but  to  a  lesser  degree.  The 
sprinkling  of  gravel  roads  with  sea  water  in  the  vicinity  of  the  ocean  or 
branches  thereof  will  give  the  same  results,  but  the  sprinkling  will  have 
to  be  done  frequently. 

Gravel  roads  treated  by  either  of  the  above  methods  can  be  resurfaced 
or  reconstructed  in  the  same  manner  as  outlined  for  roads  without  treat- 
ment, namely  by  placing  a  light  coating  of  fresh  new  gravel  upon  the  surface 
of  the  road  at  the  season  of  the  year  when  the  material  will  best  incorporate 
itself  with  the  old  surface.  For  a  detailed  treatment  of  the  subject  of 
dust  prevention  by  palliatives,  see  Sect.  13. 

Superficial  Bituminous  Treatment.  Gravel  roads  to  be  maintained  by 
a  superficial  bituminous  treatment  should  be  constructed  as  outlined  in 
Art.  10,  using  clean  gravel  without  the  addition  of  clayey  binding  material. 
The  surface  of  the  road  itself  should  be  bound  together  and  made  of  close 
texture  by  the  addition  of  fine  particles  of  clean  sand  gravel  or  screenings 
in  such  a  manner  that  an  excess  amount  of  the  bituminous  material  will 
not  enter  into  the  road,  thereby  causing  the  road  to  roll  under  travel. 
The  purpose  of  the  bituminous  carpet  is  to  provide  a  covering  for  the 
gravel  road,  taking  the  wear  from  travel  on  the  carpet  of  stone  and  bitumi- 
nous material  itself,  lay  the  dust  and  protect  the  surface  of  the  gravel 
from  disintegration.  For  details  of  construction  and  maintenance  of 
bituminous  surfaces  on  gravel  roads,  see  Sect.  14. 

18.    Maintenance  Cost  Data 

The  cost  of  maintaining  gravel  roads  varies,  of  course,  with  the  method 
of  treatment  which,  in  its  turn,  is  determined  by  the  volume  and  rapidity 
of  traffic  using  the  road.  In  the  case  of  roads  which  are  not  superficially 
treated,  the  cost  of  dragging  varies  from  $15  to  $50  per  mile  per  year.  The 
road  may  be  repaired  at  a  cost  not  to  exceed  $50  per  mile  per  year. 
The  total  cost  of  dragging  and  repairs  should  not  exceed  $500  per 
mile.  When  this  point  is  reached,  the  use  of  some  superficial  treatment  should 
be  undertaken  as  a  matter  of  economy.  Calcium  chloride  may  be  applied 
at  a  cost  of  $90  per  mile  for  the  material  and  $90  for  the  cost  of  application. 
The  cost  of  sprinkling  periodically  will  vary  from  $200  to  $500  per  mile 
per  year,  depending  upon  the  number  of  applications  and  the  character 
of  the  travel.  Bituminous  carpets  may  be  constructed  for  $600  per  mile 
with  material  at  $0.06  per  gal,  labor  $2  per  day,  teams  $5.50  per  day  and 
sand  at  $0.10  per  cu  yd  in  convenient  gravel  banks.  Reconstruction  of 
these  roads  will  vary  from  $500  to  $1500  per  mile.  It  may  be  easily  deter- 
mined that  when  the  total  costs  of  repairs,  oiling  and  general  maintenance 
reaches  the  sum  total  of  $1000  per  mile  it  is  time  to  discontinue  the  attempt 
to  utilize  the  gravel  road  and  proceed  to  the  selection  of  some  more  rigid 
and  durable  type  of  road  or  pavement. 
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GENERAL  DATA 

1.    Historical  Development 

Tresaguet's  Method.  Broken  stone  roadways  were  first  systematically 
constructed  in  1764  by  Tresaguet,  at  that  time  Chief  Engineer  of  the  District 
of  Limoges,  Department  of  Roads  and  Bridges  of  France.  Under  his 
direction  roadways  were  built  in  three  courses.  His  method,  as  described 
hy  himself,  was  as  follows: 

"  The  bottom  of  the  foundation  is  to  be  made  parallel  to  the  surface  of 
the  road.  The  first  bed  of  the  foundation  is  to  be  placed  on  edge,  and  not 
on  the  flat,  in  the  form  of  the  rough  pavement  and  consolidated  by  beating 
with  a  large  hammer,  but  it  is  unnecessary  that  the  stones  should  be  even 
with  one  another.  The  second  bed  is  to  be  likewise  arranged  by  hand, 
layer  by  layer,  and  beaten  and  broken  coarsely  with  a  large  hammer,  so 
that  the  stones  may  wedge  together  and  no  empty  space  may  remain. 
The  last  bed  of  3  in  in  thickness. to  be  broken  about  to  the  sise  of  a  small 
walnut  with  a  hammer  on  one  side  of  a  sort  of  anvil,  and  thrown  upon  the 
road  with  a  shovel  to  form  a  curved  surface.  Great  care  must  be  taken 
to  choose  the  hardest  stone  for  the  last  bed,  even  if  one  is  obliged  to  go  to 
more  distant  quarries  than  those  which  furnish  the  stone  for  the  body  of 

553 


551  Broken  Stone  Roads  Sect.  11 

the  road.  The  solidity  of  the  road  depending  on  the  latter  bed,  one  cannot 
be  too  scrupulous  as  to  the  quality  of  the  materials  which  are  used  for  it." 

Telford's  and  McAdam's  Methods.  The  next  engineer  to  systematically 
use  broken  stone  for  roadways  was  Telford,  in  England,  about  1805.  His 
method  was  substantially  the  same  as  Tresaguet's,  except  that  he  made 
the  subgrade  level.  A  decade  later  John  Louden  McAdam  expressed  and 
demonstrated  his  ideas  of  road  building,  and  since  about  1825  broken  stone 
roadways  have  been  quite  generally  spoken  of  as  macadam  roads.  McAdam 
contended  that  the  foundation  course  of  large  stone  was  unnecessary  and 
injurious;  that  any  dry  native  soil  or  earth  would  carry  any  weight  passing 
over  a  broken  stone  crust  10  in  in  thickness,  provided  the  crust  be  thoroly 
consolidated.     Consolidation  was  secured  by  traffic  and  not  by  rolling. 

Comparison  of  Early  Methods.  Tresaguet  and  Telford  used  stones 
6  or  7  in  in  maximum  dimensions  in  the  lower  courses.  Tresaguet  used 
stone  "the  size  of  a  small  walnut"  for  the  top  course,  while  Telford  used 
stone  that  would  pass  a  23^ -in  ring,  and  covered  the  whole  surface  with  1H 
in  of  "good  gravel,  free  from  clay  or* earth."  McAdam's  belief  as  to  siaes 
was  expressed  by  himself  as  follows:  "  The  size  of  stone  used  on  a  road 
must  be  in  due  proportion  to  the  space  occupied  by  a  wheel  of  ordinary 
dimensions  on  a  smooth  level  surface;  this  point  of  contact  will  be  found 
to  be  longitudinally  about  an  inch,  and  every  piece  of  stone  put  into  a 
road,  which  exceeds  an  inch  in  any  of  its  dimensions,  is  mischievous."  He 
later,  in  directions  for  road  making,  specified  that  no  stone  should  exceed 
6  oz,  which  corresponds  to  cubes  about  2  in  on  a  side.  The  methods  of 
Telford  and  McAdam  have,  with  some  variations,  been  considered  as 
standard  even  to  the  present  day.  For  a  detailed  history  of  the  construction 
of  broken  stone  roads  see  (37). 

2.    Foundations  and  Subgrades 

A  suitable  foundation  is  absolutely  necessary  for  a  broken  stone  road. 
If  the  natural  subsoil  is  of  gravel  or  sand,  no  artificial  foundation  is  necessary' 
It  was  the  theory  of  McAdam  that  any  base  that  would  support  a  man 
was  sufficient  to  support  a  road  surface,  but  this  theory  has  been  often 
proven  purely  theory  rather  than  fact.  A  clay  or  loamy  subsoil  may 
support  a  broken  stone  surface  in  a  climate  where  there  is  Little  or  no  frost 
and  no  extremely  wet  seasons,  but  in  all  localities  where  such  conditions 
do  not  exist,  the  crust  should  be  supported  by  an  artificial  foundation  con- 
sisting of  stone,  sandy  gravel  or  coarse  sand.  If  the  subsoil  is  of  extremely 
fine  silicious  material  a  foundation  consisting  solely  of  stone  will  after  a 
time  become  ineffective,  due  to  the  gradual  filling  of  the  voids  in  the  stone 
with  the  silicious  material  of  the  subsoil.  In  such  cases  it  is  desirable  to 
place  4  to  6  in  of  sandy  gravel  or  coarse  sand  on  the  subgrade  before  placing 
the  stone  base.  With  a  water-bound  road,  moisture  is  necessary  to  preserve 
the  road,  hence  a  foundation  of  gravel  or  sand  is  preferable  to  one  of  stone 
in  localities  where  there  are  prolonged  dry  seasons,  the  gravel  having  a 
tendency  to  assist  in  the  retention  of  moisture  in  the  crust,  whereas  a  stone 
foundation  has  a  tendency  to  assist  in  drying  the  crust. 

3.    Crowns 

The  crown  or  camber  at  which  broken  stone  roads  are  constructed  should 

be  sufficient  to  prevent  water  from  running  longitudinally  over  the  road 

'  to  prevent  the  water  from  standing  on  the  surface  of  the  road.     Until 

1910  a  crown  of  %  in  to  the  ft  was  almost  universally  adopted,  and 
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since  then  has  been  quite  commonly  used.  A  greater  crown  tends  to  a 
concentration  of  travel  in  the  middle  of  the  road  and  consequent  formation 
of  rats.  As  smooth  bituminous  surfaces  are  often  constructed  on  water- 
bound  roads  after  they  have  become  worn  to  such  an  extent  that  the  upper 
surface  requires  renewal,  a  crown  not  exceeding  ^  in  to  the  foot  is  often 


MATERIALS 

4.    Physical  Properties  of  Rock  for  Road  Metal 

Essential  Physical  Properties.  The  nature  and  quality  of  rock  used  in 
the  construction  of  water-bound  broken  stone  roads  is  of  prime  importance. 
The  rock  used  should  excel  in  three  properties:  namely,  hardness  to  resist 
the  wear  caused  by  the  grinding  action  of  vehicles,  of  steel  shod  animals 
and  of  the  stones  against  one  another;  toughness,  to  withstand  the  shocks 
or  blows  from  traffic;  cementing  value,  to  bind  the  parts  and  particles 
together  and  thus  cause  the  crust  to  be  as  near  monolithic  as  possible. 
Trap,  granite  and  limestone  are  most  commonly  used. 

Trap  excels  either  of  the  other  two  in  hardness  and  toughness,  but  often 
lacks  cementing  power.  Comparatively  speaking,  it  wears  but  little  under 
traffic,  but  a  surface  constructed  of  trap,  while  durable  under  traffic,  becomes 
more  rough  than  surfaces  made  with  softer  stone. 

Granite,  to  be  of  value,  should  have  a  close  and  uniform  structure. 
Granite  of  coarse  structure  is  unfit  for  use  except  in  foundations.  A  granite 
surface  is  good  under  light  traffic,  wears  more  rapidly  than  a  surface  of 
trap,  but  is  sometimes  more  desirable  as  it  presents  after  wear  a  smooth 
easy  surface  for  light  vehicles. 

Limestone  possesses  greater  cementing  value  than  either  trap  or  granite, 
but  is  not  hard  or  tough.  It  is,  however,  a  good  material  for  light  traffic  for 
the  same  reason  given  above  for  granite. 

Field  Stones,  consisting  of  round  or  irregular  shaped  cobbles  are  often 
crushed  and  used.  Stone  from,  ledge  is  more  desirable  than  field  stone 
because  of  its  uniform  quality.  Field  stones  usually  have  to  be  culled  or 
selected  in  order  to  secure  uniformity  in  the  crushed  material.  Lack  of 
uniformity  in  quality  of  stone  tends  towards  an  uneven  surface  after  the 
road  has  been  subjected  to  wear. 

For  a  detailed  discussion  of  rocks  for  road  metal,  see  Sect.  3,  Arts.  1 
to  6,  inc. 

Mineral  Compositions  of  Rocks  Used  for  Road  Metal  (32)  are  shown 
in  Table  I. 

6.    Tests  of  Broken  Stone 

Sampling  of  Rock  and  Broken  Stone.  The  following  method  was  adopted 
at  the  first  conference  of  State  Highway  Testing  Engineers  and  Chemists 
esUed  by  the  U.  S.  O.  P.  R.  in  Feb.,  1917. 

"  By  Whom  Takkn.  Samples  are  to  be  taken  by  the  engineer  or  his 
authorised  representative. 

"  When  Taken.     Samples  are  to  be  taken  from  the  proposed  source  of 

•apply  at  least days  before  the  stone  is  to  be  accepted  or  rejected, 

also  from  every cu  yd  quarried,  or  when  the  quality  or  appearance 

of  the  stone  changes,  and  at  such  other  times  as  may  be  directed  by  the 
engineer. 

"  Whbrb  and  How  Taken.  (1)  Sampling  for  quality.  Samples  *>»»»  **» 
taken  either  from  the  quarry  or  from  cars  as  directed  by  the 
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and  shall  be  sound  interior  rock,  representative  of  that  which  it  is  proposed 
to  use.  Mixed  samples  may  be  taken  if  deemed  necessary  by  the  engineer. 
(2)  Sampling  for  size.  Samples  of  the  crusher  product  shall  be  taken  either 
at  the  crusher  or  from  cars  as  directed  by  the  engineer.  The  sample  shall 
be  mixed  from  runs  of  the  crusher,  on  different  days,  or,  if  taken  from  cars, 
shall  be  taken  from  both  ends  and  top  and  bottom  of  the  car. 

''Amount  and  Size  of  Sample:  (1)  Sampling  for  quality.  A  sample 
thall  weigh  between  25  and  40  lb,  and  shall  consist  of  pieces  of  rock  at 
feast  1H  in  in  size,  and  one  piece  at  least  3  by  4  by  6  in,  free  from  seams 
and  cracks,  and  with  bedding  plane  marked.  (2)  Sampling  for  size.  A 
sample  for  size  shall  weigh  not  less  than  10  lb  for  materials  of  %  in  maxi- 
mum diameter  or  less.  Samples  of  materials  of  other  sizes  shall  increase 
in  weight  to  a  maximum  of  approximately  60  lb,  varying  with  the  size 
and  weight  of  the  largest  pieces  represented  by  the  sample.  The  sample 
shall  be  representative  of  the  product  as  delivered  for  use. 

"  Marking  and  Shipping.  Samples  shall  be  shipped  in  tight  boxes  or 
bags  and  shall  be  accompanied  by  a  card  in  the  container  or  securely  at- 
tached thereto,  stating  date,  by  whom  taken,  proposed  purpose  to  which 
the  material  is  to  be  put,  space  for  remarks,  and  in  case  of  quarry  investi- 
gations, owner,  quantity  available,  amount  and  character  of  stripping, 
whether  material  from  same  source  has  been  previously  used,  where  and 
for  what  purpose,  and  with  what  results,  haul  to  nearest  point  on  road, 
average  haul  to  job,  character  of  haul,  initial  cost  of  rock." 

Laboratory  and  Service  Tests  of  Rock.  In  order  to  ascertain  the  value 
of  any  rock  as  a  material  suitable  for  highway  building,  there  are  several 
tests  that  have  been  developed  which  give  some  indication  as  to  what 
may  be  expected  of  a  rock  when  used  in  the  road.  The  tests  are  made  to 
determine  certain  specific  characteristics,  and  altho  the  results  of  the  tests 
do  not  always  agree  with  the  results  obtained  in  service  tests,  still  they  are 
a  great  aid  in  comparing  the  respective  qualities  of  different  rocks.  There 
are  many  variable  conditions  to  which  a  road  is  subjected,  and  since  it 
is  difficult  to  duplicate  these  conditions  by  any  accelerated  mechanical 
test,  the  best  knowledge  in  regard  to  the  worth  of  any  rock  will  be  obtained 
from  observations  of  its  wear  in  actual  service.  Tests  are  made  to  deter- 
mine the  physical  properties  of  abrasion,  cementing  value,  toughness, 
hardness,  crushing  strength,  absorption,  and  specific  gravity. 

The  Methods  of  Testing  Rock  and  Broken  Stone  given  herewith  are  those 
adopted  by  the  Special  Committee  on  "  Materials  for  Road  Construction  "  of 
the  Am.  Soc.  C.  E.,  designated  Am.  Soc.  C.  E.  Method;  those  proposed  by 
Committee  D-4,  "  Standard  Tests  for  Road  Materials  "  of  the  Am.  Soc.  Test. 
Mat.,  designated  Am.  Soc.  Test.  Mat.  Com.  D-4  Method;  and  those  adopted 
by  the  Am.  Soc.  Test.  Mat.,  designated  Am.  Soc.  Test.  Mat.  Method. 
Mechanical  Analysis  of  Broken  Stone.  See  Sect.  10,  Art.  7. 
Voids  in  Broken  Stone.    See  Sect.  10,  Art.  7. 

Specific  Gravity  of  Coarse  Aggregates.  Am.  Soc.  Test.  Mat.  Com.  D-4 
Method.  "  The  apparent  specific  gravity  shall  be  determined  in  the  fol- 
lowing manner:  The  sample,  weighing  1000  g  and  composed  of  pieces 
approximately  cubical  or  spherical  in  shape  and  retained  on  a  screen  having 
1-27-cm  (^£-in)  circular  openings,  shall  be  dried  to  constant  weight  at  a 
temperature  between  100°  and  110°  C  (212°  and  230°  F),  cooled,  and  weighed 
to  the  nearest  0.5  g.  Record  this  weight  as  weight  A.  In  the  case  of 
homogeneous  material,  the  smallest  particles  in  the  sample  may  be  retained 
on  a  screen  having  1  %-in  circular  openings. 
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"  Immerse  the  sample  in  water  for  24  hr,  surface-dry  individual  pieces  with 
aid  of  a  towel  or  blotting  paper,  and  weigh.  Record  thia  weight  as  weight  B. 
Place  the  sample  in  a  wire  basket  of  approximately  M-in  meeht  and  about 
12.7  cm  (5  in)  square  and  10.3  cm  (4  in)  deep,  suspend  in  water*  from 
center  of  scale  pan,  and  weigh.  Record  the  difference  between  this  weight 
and  the  weight  of  the  empty  basket  suspended  in  water  as  weight  C, 
weight  of  saturated  sample  immersed  in  water. 

"  The  apparent  specific  gravity  shall  be  calculated  by  dividing  the  weight 
of  the  dry  sample  A  by  the  difference  between  the  weights  of  the  saturated 
sample  in  air  B  and  in  water  C,  as  follows: 


APPARENT  SPECIFIC   GRAVITY 


B-C 

"Attention  is  called  to  the  distinction  between  apparent  specific  gravity 
and  true  specific  gravity.  Apparent  specific  gravity  includes  the  voids 
in  the  specimen  and  is  therefore  always  less  than  or  equal  to,  but  never 
greater  than  the  true  specific  gravity  of  the  material." 

Apparent  Specific  Gravity  of  Sand,  Stone  Screenings,  or  Other  Fine 
Highway  Material.    Am.  Soc.  C.  £.  Method. 

"  Apparatus.  The  determination  shall  be  made  with  a  Jackson  specific 
gravity  apparatus  which  shall  consist  of  a  burette,  with  graduations  read- 
ing to  0.01  in  specific  gravity,  about  23  cm  (9  in)  long  and  with  an  inside 
diameter  of  about  0.6  cm  (0.25  in),  which  shall  be  connected  with  a  glass 
bulb  approximately  13  cm  (5.5  in)  long  and  4.5  cm  (1.75  in)  in  diameter, 
the  glass  bulb  being  of  such  sise  that  from  a  mark  on  the  neck  at  the  top 
to  a  mark  on  the  burette  just  below  the  bulb,  the  capacity  is  exactly  180  cc 
(6.00  os) ;  and  an  Erlenmeyer  flask,  which  shall  contain  a  hollow  ground- 
glass  stopper  having  the  neck  of  the  same  bore  as  the  burette  and  a  capacity 
of  exactly  200  cc  (6.76  os)  up  to  the  graduation  on  the  neck  of  the  stopper. 

"  Method  op  Determination.  The  method  shall  consist  of:  (1)  dry  at 
not  more  than  110°  C  (230°  F)  to  a  constant  weight  a  sample  weighing 
about  55  g;  (2)  weigh  to  0.1  g,  50  g  of  the  dry  sample  and  pour  it  into  the 
unstoppered  Erlenmeyer  flask;  (3)  fill  the  bulb  and  burette  with  kerosene, 
leaving  just  space  enough  to  take  the  temperature  by  introducing  a  ther- 
mometer thru  the  neck;  (4)  remove  the  thermometer  and  add  sufficient 
kerosene  to  fill  exactly  to  the  mark  on  the  neck,  drawing  off  any  excess 
with  the  burette;  (5)  run  into  the  flask  about  one-half  of  the  kerosene  in  the 
bulb  to  remove  air  bubbles  and  then  run  in  more  kerosene,  removing  any 
material  adhering  to  the  neck  of  the  flask,  until  the  kerosene  is  just  below 
the  ground  glass;  (6)  place  the  hollow  ground-glass  stopper  in  position  and 
turn  it  to  fit  tightly,  and  then  run  in  kerosene  exactly  to  the  200-cc  (6.76-oa) 
graduation  on  the  neck,  care  being  taken  to  remove  all  air  bubbles  in  the 
flask;  (7)  read  the  specific  gravity  from  the  graduation  on  the  burette, 
and  the  temperature  of  the  oil  in  the  flask,  noting  the  difference  between 
the  temperature  of  the  oil  in  the  bulb  before  the  determination  and  that 
of  the  oil  in  the  flask  after  the  determination;  (8)  make  a  temperature 
correction  to  the  reading  of  the  specific  gravity  in  accordance  with  the 
table  furnished  by  the  manufacturer  of  the  apparatus,  adding  the  correction 
if  the  temperature  of  the  kerosene  has  increased  and  subtracting  it  if  the 
temperature  of  the  kerosene  has  decreased." 

-»iket  may  be  conveniently  suspended  by  means  of  a  fine  wire  hung  from  a 
-1  in  the  form  of  a  question-mark  with  the  top  end  resting  on  the  center  of 
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Absorption  of  Water  Per  Cubic  Foot  of  Rock.  Am.  Soe.  Test.  Mat. 
Com.  D-4  Method. 

"  The  absorption  of  water  per  cubic  foot  of  rock  shall  be  determined 
by  the  following  method:  (1)  a  sample  weighing  between  29  and  31  g 
and  approximately  cubical  in  shape  shall  be  dried  in  a  closed  oven  for  1  hr 
at  a  temperature  of  110°  C  (230°  F)  and  then  cooled  in  a  desiccator  for 
1  far;  (2)  the  sample  shall  be  rapidly  weighed  in  air;  (3)  trial  weighings  in 
air  and  in  water  of  another  sample  of  approximately  the  same  sise  shall 
be  made  in  order  to  determine  the  approximate  loss  in  weight  on  immersion; 
(4)  after  the  balances  shall  have  been  set  at  the  calculated  weight,  the  first 
sample  shall  be  weighed  as  quickly  as  possible  in  distilled  water  having  a 
temperature  of  25°  C  (77°  F);  (5)  allow  the  sample  to  remain  48  hr  in 
distilled  water  maintained  as  nearly  as  practicable  at  25°  C  (77°  F)  at 
the  termination  of  which  time  bring  the  water  to  exactly  this  temperature 
and  weigh  the  sample  while  immersed  in  it;  (6)  the  number  of  pounds  of 
water  absorbed  per  cubic  foot  of  the  sample  shall  be  calculated  by  the 
following  formula: 

'  Wt  -Wi  v>  an  nA 

POUNDS    OF  WATER  ABSORBED    PEE  CUBIC  FOOT  =  = =-   X  62.24 

fV     ~~    Ft  1 

in  which  W  represents  the  weight  in  grams  of  sample  in  air;  Wi,  the  weight 
in  grama  of  sample  in  water  just  after  immersion;  Wt,  the  weight  in  grams  of 
sample  in  water  after  48  hours'  immersion,  and  62.24,  the  weight  in  pounds  of 
a  cubic  foot  of  distilled  water  having  a  temperature  of  25°  C  (77°  F). 

'*  Finally,  the  absorption  of  water  per  cubic  foot  of  the  rock,  in  pounds, 
shall  be  the  average  of  three  determinations  made  on  three  different  samples 
according  to  the  method  above  described." 

Abrasion  Test  for  Broken  Stone.    Am.  Soc.  Test.  Mat.  Method. 

"  The  machine  (see  Fig.  1)  shall  consist  of  one  or  more  hollow  iron  cylin- 
ders; closed  at  one 
end  and  furnished 
with  a  tightly  fitting 
iron  cover  at  the 
other;  the  cylinders 
to  be  20  cm  (7.87 
in)  in  diameter  and 
34  cm  (13.38  in)  in  Fig.  1.    Deval  Abrasion  Machine 

depth,  inside.   These 

cylinders  are  to  be  mounted  on  a  shaft  at  an  angle  of  30°  with  the  axis  of 
rotation  of  the  shaft. 

"At  least  13.6  kg  (30  lb)  of  coarsely  broken  stone  shall:  be  available  for  a 
test.  The  rock  to  be  tested  shall  be  broken  in  pieces  as  nearly  uniform 
in  size  as  possible,  and  as  nearly  50  pieces  as  possible  shall  constitute  a 
test  sample.  The  total  weight  of  rock  in  a  test  shall  be  within  10  g  of 
5  kg  (11.02  lb).  All  test  pieces  shall  be  washed  and  thoroly  dried  before 
weighing.  Ten  thousand  revolutions,  at  the  rate  of  between  30  and  33 
to  the  minute,  must  constitute  a  test.  Only  the  percentage  of  material 
worn  off  which  will  pass  thru  a  0.16-cm  (Me- in)  mesh  sieve  shall  be  con- 
sidered in  determining  the  amount  of  wear." 

Fbehch  Coefficient  op  We ab  equals  40  divided  by  the  percent  of  wear. 

Modified  Abrasion  Test  by  Scoseld  (89).  "The  principle  of  action  of  the 
aachmft  Is  that  of  the  brick  rattler  in  that  its  sides  are  straight  metal  pieces  with  spaces 
between  to  allow  for  the  escape  of  the  dust.  Its  cross-section  is  octagonal  and  its 
fctatnal  volume  was  made  equal  to  that  of  the  Deval  cylinder.    Its  length  is  also  the 
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same  as  that  of  the  Deval  cylinder.  The  space  between  the  staves  or  sides  of  the 
^chamber  is  H-in,  allowing  for  free  passage  of  dust  and  particles  up  to  that  size. 

"  It  was  the  purpose,  at  first,  to  use  this  abrasion  chamber  in  a  Deval  frame  so  that 
the  motion  and  movement  of  the  charge  would  be  similar  to  that  in  the  regular  teat, 
but  later  in  order  to  make  a  simpler  and  more  compact  machine,  it  was  so  arranged 
that  it  revolved  about  its  own  longitudinal  axis  in  a  horizontal  position.  It  was  also 
thought  that,  operated  in  this  latter  position,  it  would  be  necessary  to  employ  an 
abrasive  charge  as  in  the  standard  brick  rattler  test,  in  order  to  give  an  appreciable 
loss  during  the  test.     This  was  erroneous,  however,  as  the  results  show. 

"The  number  of  comparative  testa  already  made  with  this  machine  are  not  many, 
but  the  results  seem  to  be  conclusive  and  show  that  the  cushioning  effect  of  the  duet 
is  very  marked. 

"The  following  tests  have  been  made  upon  two  limestones  of  very  great  difference 
in  hardness:  (1)  Both  stones  in  the  regular  Deval  test;  (2)  both  Btones  with  new 
type  of  chamber  in  a  Deval  frame;  (3)  both  stones  with  new  type  of  chamber  with  its 
axis  horizontal  and  with  an  abrasive  charge  consisting  of  a  small  amount  of  14n  and 
}£-in  tempered  steel  balls;  (4)  both  stones  with  new  type  of  chamber  with  its  axis 
horizontal  and  no  abrasive  agent;  (6)  both  stones  in  a  regular  Deval  test  except  that 
the  stones  and  inside  of  cylinder  were  given  a  thoro  dry  cleaning  after  every  1000 
revolutions,  thus  reducing  cushioning  effect  to  a  much  smaller  degree. 

"  The  results  of  tests  of  a  hard  and  soft  stone  with  the  two  types  of  abrasive  chambers 
follow: 


Kind  op  Test 


1.  Deval  test  regular 

2.  New  type  Deval  frame 

3.  New    type,     horizontal    with     abrasive 

agent 

4.  New  type,  horizontal  with  no  abrasive 

agent 

5.  Deval  test  with  all  dust  removed  after 
every  1000  rev 


] 

Percent  Weab 

Monon 
Limestone 

Bedford 
•Limestone 

* 

Ratio 

5.3 
12.8 

10.8 
62.6 

1.95 
4.12 

12.8 

37.7 

2.94 

12.3 

35.3 

2.87 

10.7 

25.8 

2.41 

"In  the  new  type  of  chamber  practically  all  of  the  dust  is  removed  as  fast  as  formed. 
That  this  has  a  great  effect  is  shown  in  items  (1)  and  (2)  in  above  table.  In  the  case 
of  the  hard  stone  the  removal  of  the  dust  caused  only  about  140%  increase  in  the 
percent  wear,  but  in  the  case  of  the  soft  stone,  it  caused  410%  increase. 

"Altho  more  tests  are  needed  to  establish  the  facts,  it  would  seem  that  the  following; 
conclusions  can  be  drawn  from  the  above  tests:  To  remove  the  dust  in  a  testing 
machine  of  this  kind  is  the  correct  principle  and  prevents  the  boosting  of  an  inferior 
stone  in  comparison  with  a  good  one.  The  new  type  gives  a  wider  range  of  values  for 
a  given  lot  of  stones  and  therefore  better  differentiation  of  quality.  Thfjaiew  type 
operating  on  a  horizontal  axis  is  a  more  simple  and  compact  machine,  and  of  cheaper 
construction." 

Cementation  of  Rock,  Slag,  and  Gravel  Powders.  Am.  Soc.  C.  E. 
Method.  "  The  cementation  test  shall  be  made  as  follows:  Of  the  material 
to  be  tested,  500  g  shall  be  broken  to  pass  a  1.27-cm  (l^-in)  mesh  sieve 
and  then  placed  in  a  ball  mill  (see  Fig.  2)  with  90  cc  (3.02  oz)  of  water  and 
two  steel  shot  weighing  together  9  kg  (20  lb).  The  mill  and  its  charge 
shall  be  revolved  for  2XA  br  at  a  rate  of  2000  rev  per  hr.  .  The  dough  thus 
formed  shall  then  be  removed,  and  25  g  of  an  average  sample  of  it  shall 
be  placed  in  a  metal  die,  25  mm  (0.98  in)  in  diameter,  and  subjected  to  a 
pressure  of  132  kg  per  sq  cm  for  an  instant  in  a  hydraulic  press.  The 
cylindrical  briquette  resulting  should  measure  exactly  25  mm   (0.98  in) 
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Fig.  2.    Ball  MU1 


in  height.  If  it  does  not,  subsequent  samples  of  the  dough  Bhall  be  taken 
in  such  quantity  that  the  resulting  briquette  after  compression  will  be 
exactly  25  mm  (0.98  in)  in  height.  Five  such  briquettes  shall  be  made 
and  allowed  to  dry  in  the  air  for  a  period  of  20  hr,  after  which  they  shall  be 
heated  for  4  hr  in  a  hot-air  oven  at  a  temperature  of  93.3°  C  (200°  F), 
and  then  cooled  in  a  desiccator  for  20  min.  These  cylinders  or  briquettes 
shall  then  be  tested  in  a  machine  as  follows: 

"  The  machine  shall  be  arranged  so  that  a  1-kg  (2.20  lb)  hammer  is 
raised  to  a  height  of  1  cm  (0.39  in),  and  then  falls  freely  on  a  plunger,  trans- 
mitting the  shock  of  the  blows  of  the 
hammer  thru  the  plunger  to  the  test 
piece,  successive  blows  being  struck  by 
the  hammer  at  a  rate  of  40  to  70  per 
min,  until  the  test  piece  fails,  which  is 
indicated  by  the  failure  of  the  plunger  or 
hammer  to  rebound.  The  test  piece 
shall  be  placed  on  the  anvil  under  the 
plunger  without  lateral  support,  and  may 
be  fastened  in  place  on  the  anvil  by  a 
drop  of  shellac.  The  average  of  the  num- 
ber of  blows  on  the  five  briquettes,  re- 
quired to  produce  failure  in  each  case,  is 
the  result  to  be  reported,  and  is  the 
coefficient  of  cementation." 

Teat  for  Toughness  of  Rock.    Am.  Soc. 
Test.  Mat.  Com.  D-4  1918    Method. 

"  Definition.  Toughness,  as  applied  to  rock,  is  the  resistance  offered 
to  fracture  under  impact,  expressed  as  the  final  height  of  blow  required 
of  a  standard  hammer  to  cause  fracture  of  a  cylindrical  test  specimen  of 
given  dimensions. 

"  Sampling.  Quarry  samples  of  rock  from  which  test  specimens  are  to 
be  prepared  shall  measure  at  least  6  in  on  a  side  and  at  least  4  in  in  thickness, 
and  when  possible  shall  have  the  plane  of  structural  weakness*  of  the  rock 
plainly  marked  thereon.  Samples  should  be  taken  from  fresh  quarried 
material,  and  only  from  pieces  which  show  no  evidences  of  incipient  frac- 
ture due  to  blasting  or  other  causes.  The  samples  should  preferably  be 
split  from  large  pieces  by  the  use  of  plugs  and  feathers  and  not  by  sledging. 
Commercial  stone  block  samples  from  which  test  specimens  are  to  be 
prepared  shall  measure  at  least  3  in  on  each  edge. 

"  Size  and  Form  of  Test  Specimen.  Specimens  for  test  shall  be  cylin- 
ders, 25  mm  in  height  and  from  24  to  25  mm  in  diameter.  Three  test 
specimens  shall  constitute  a  test  set.  The  ends  of  the  specimen  shall  be 
plane  surfaces  at  right  angles  to  the  axis  of  the  cylinder. 

"  Preparation  op  Test  Specimens.  One  set  of  specimens  shall  be 
drilled  perpendicular  and  another  parallel  to  the  plane  of  structural  weak- 
ness of  the  rock,  if  such  plane  is  apparent.  If  a  plane  of  structural  weakness 
is  not  apparent,  one  set  of  specimens  shall  be  drilled  at  random.  Speci- 
mens shall  be  drilled  in  a  manner  which  will  not  subject  the  material  to 
undue  stresses  and  which  will  insure  the  specified  dimensions,  t    The  ends 

*The  plane  of  structural  weakness  may  in  certain  eases  be  the  rift,  cleavage,  or 
ti*H4*pg  plane. 

fThe  form  of  diamond  drill  described  in  Bui.  No.  847,  U.  S.  Dep.  Agr.,  pp.  6  and  7, 
is  recommended,  and  should  prove  satisfactory  if  the  instruction*  are  strictly  followed 


562  Broken  Stone  Roads  -      Sect.  11 

of  the  cylinders  may  be  rawed  by  means  of  a  band  or  diamond  raw,*  or  in 
any  other  way  which  will  not  induce  incipient  fracture,  but  shall  not  be 
chipped  or  broken  off  with  a  hammer.  After  sawing,  the  ends  of  the 
specimens  shall  be  ground  plane  with  water,  and  carborundum  or  emery  on 
a  cast-iron  lap  until  the  cylinders  are  25  mm  in  length. 

"  Impact  Machinb.  Any  form  of  impact  machine  which  will  comply 
with  the  following  essentials  may  be  used  in  making  the  test: 

1.  A  cast-iron  anvil  weighing  not  less  than  50  kg,  firmly  fixed  upon  a 
■olid  foundation; 

2.  A  hammer  weighing  2  kg,  arranged  so  as  to  fall  freely  between  suitable 
guides; 

3.  A  plunger  made  of  hardened  steel  and  weighing  1  kg,  arranged  to 
slide  freely  in  a  vertical  direction  in  a  sleeve,  the  lower  end  of  the  plunger 
being  spherical  in  shape  with  a  radius  of  1  cm; 

4.  Means  for  raising  the  hammer  and  for  dropping  it  upon  the  plunger 
from  any  specified  height  from  1  to  not  less  than  75  cm,  and  means  for 
determining  the  height  of  fall  to  approximately  1  mm; 

5.  Means  for  holding  the  cylindrical  test  specimen  securely  on  the  anvil 
without  rigid  lateral  support,  and  under  the  plunger  in  such  a  way  that 
the  center  of  its  upper  surface  shall,  thruout  the  test,  be  tangent  to  the 
spherical  end  of  the  plunger  at  its  lowest  point. 

"  Method  or  Testing.  The  test  shall  consist  of  a  1-cm  fall  of  the  hammer 
for  the  first  blow,  a  2-cm  fall  for  the  second  blow,  and  an  increase  of  1-cm 
fall  for  each  succeeding  blow  until  failure  of  the  test  specimen  occurs. 

"  Recording  and  Reporting  Results.  The  height  of  the  blow  in  centi- 
meters at  failure  shall  be  the  toughness  of  the  test  specimen.  The  individual 
and  the  average  toughness  of  three  test  specimens  shall  be  reported  when  no 
plane  of  structural  weakness  is  apparent.  In  cases  where  a  plane  of  structural 
weakness  is  apparent,  the  individual  and  average  toughness  of  the  three 
specimens  in  each  set  shall  be  reported  and  identified.  Any  peculiar  con- 
dition of  a  test  specimen  which  might  affect  the  result,  such  as  the  presence 
of  seams,  fissures,  etc,  shall  be  noted  and  recorded  with  the  test  result." 

Effect  of  Controllable  Variables  on  the  Toughness  Test  for  Rock  by  Jackson  (27): 

"1.  In  judging  the  quality  of  a  rock  quarry  from  the  results  of  a  single  test,  the 
fact  that  large  variations  in  toughness  may  occur  from  time  to  time  should  be  borne 
In  mind,  and  an  effort  made  to  secure  a  test  of  the  material  at  approximately  the  same 
time  that  the  material  is  to  be  used. 

"2.  Great  care  should  always  be  exercised  in  selecting  simples  for  the  toughness 
test,  because  the  product  of  a  rock  quarry  of  even  apparently  uniform  quality  is  apt 
to  vary,  thruout  different  portions  of  the  face. 

"8.  In  preparing  samples  for  the  toughness  text,  the  following  points  should  be 
kept  in  mind  and  the  operator  governed  accordingly:  (a)  In  every  case  where  planes 
of  foliation  as  in  all  gneisses  and  schists,  or  planes  of  bedding  as  In  many  sandstones 
and  some  limestones,  are  visible,  specimens  should  be  drilled  as  nearly  at  right  angles 
to  the  plane  of  weakness  as  possible.  Another  set  of  specimens  should  also  be  prepared 
from  samples  drilled  parallel  to  the  plane  of  weakness;  (b)  no  core  drill  should  be 
used  which  drills  specimens  with  a  greater  total  variation  than  1  mm;  (c)  variations  in 
the  height  of  specimens  may  be  as  great  as  1  mm  without  practically  affecting  the 
result;  (d)  variations  in  the  moisture  content  of  specimens  apparently  do  not  prac- 
tically affect  the  result,  but  for  the  sake  of  uniformity  all  specimens  should  be  dried 
in  an  oven  prior  to  testing;  and  (e)  the  greatest  possible  care  should  be  exercised  in 
the  preparation  of  the  specimen,  so  as  to  insure  perfect  bearing  surfaces  absolutely 
perpendicular  to  the  axis  of  the  cylinder. 


*A  satisfactory  form  of  diamond  saw  is  described  in  BuL  No.  347,  U.  S.  Dent.  Agr. 
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"4.  Very  little  injury  is  done  to  a  specimen  during  the  progress  of  the  test  as  a 
remit  of  vibrations  of  the  plunger. 

"6.  The  total  energy  of  the  blow  required  to  cause  failure  is  not  influenced  by 
secondary  blows  of  the  hammer,  produced  by  its  rebound  after  striking  the  phingex  " 

Hardness  Teat  for  Rock  or  Sag.  Am.  Soc.  C.  E.  Method.  "The 
test  for  hardneiw  shall  be  made  with  a  Dorry  (see  Fig.  3),  or  similar  machine, 
consisting  of  a  revolving  disk  on  which  is  fed,  at  a  uniform  rate,  a  standard 
quarts  sand  passing  a  30  and  retained  on  a  40-mesh  sieve.  Two  cores, 
each  25  mm  (0.98  in)  in  diameter,  shall  be  cut  from  the  material  to  be  tested, 
and  their  faces  ground  off  so  as  to  be  at 
right  angles  to  the  long  axes  of  the  cores. 
The  cores  shall  be  placed  in  the  holders 
or  dies  and  weighted  so  that  the  entire  . 
weight  of  each  core  with  its  holder  and 
added  weight  is  1250  g.  Each  core  shall 
be  ground  in  the  machine  on  one  face 
for  1000  rev,  after  which  it  shall  be  re- 
versed and  ground  on  the  other  face  for 
an  equal  number  of  revolutions.  The  **■•  *•  D0***  Hardness  Machine 
loss  of  weight  of  each  specimen  shall 

be  determined  at  the  end  of  each  1000  rev,  and  the  average  loss  in  weight 
shall  be  used  for  stating  the  hardness  of  the  material,  which  latter  shall  be 
expressed  by  the  formula:  habdnebs  =20  —  ^iWt  where  W  equals  the 
average  loss  in  grammes  per  1000  rev." 

Crushing  Strength  of  Rock  or  Slag.  Am.  Soc.  C.  E.  Method.  "Cylinders 
shall  be  cut  from  a  suitable  block  of  the  material  to  be  tested,  each  of 
which  cylinders- shall,  as  nearly  as  practicable,  be  5  cm  (2  in)  in  diameter 
and  10  cm  (4  in)  in  length.  After  cutting,  the  dimensions  of  each  cylinder 
shall  be  accurately  measured  and  recorded.  Each  cylinder  shall  then 
be  subjected  to  compression,  and  the  ultimate  stress  at  which  its  failure 
occurs  shall  be  noted.  This  stress  divided  by  the  average  area  in  cross- 
section  of  the  cylinder  in  square  inches  shall  be  reported.  It  is  desirable 
that  the  test  of  the  material  shall  be  made  on  at  least  three  such  cylinders 
separately,  and  the  average  of  the  three  or  more  specimens  shall  be  taken 
as  the  average  resistance  to  crushing  of  the  material.  In  making  the  test, 
the  cylinder  shall  be  fixed  in  the  testing  machine  so  as  to  be  unsupported 
on  its  sides  and  rest  squarely  on  its  ends,  and  the  compressive  stress  shall 
be  applied  cumulatively.  The  ends  of  the  cylinder  shall  be  at  right  angles 
to  its  long  axis,  and  the  blocks  or  pieces  of  the  machine  in  contact  with  the 
ends  of  the  cylinder  and  thru  which  the  pressure  is  transmitted  shall  have 
such  position  and  freedom  of  movement  in  the  machine  as  will  insure  the 
application  of  the  stress  directly  along  or  parallel  to  the  long  axis  of  the 
cylinder."  * 

Results  of  Teati  on  Rock  Samples,  as  made  by  the  U.  S.  O.  P.  R.,  are 
given  in  Tables  II  and  V. 

Variations  in  the  Properties  of  Road-Building  Rocks  (42).  The  chart,  shown  in 
P%.  4,  shows  in  graphic  form  the  variations  which  have  been  found  to  exist  in  the 
French  coefficient  of  wear,  toughness,  and  hardness  of  4  of  the  road-building  rock 
famfliea,  In  each  of  the  blocks  shown  on  the  chart  the  horizontal  scale  represents 
the  range  in  test  values  beginning  at  0  on  the  left  and  numerically  increasing  toward 
the  right.  The  vertical  scale  in  each  case  Bhows  percentages  of  the  total  number  of 
samples  tested.  Each  of  the  heavy  black  vertical  lines,  therefore,  represents  the  per- 
centages of  the  total  number  of  samples  of  the  type  indicated. having  a  value  cor-" 
responding  to  that  shown  on  the  horizontal  base  line  immediately  below  it.  This 
chart  is  primarily  of  value  in  enabling  the  results  of  a  particular  test  to  be  compare 
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Ait  5  Teste  of  Broken  Stone  S 

with  alt  others  which  ban  been  made  by  the  Offlcs  no  similar  material.  Thus,  su 
pose  the  results  of  tests  on  a  certain  sample  of  limestone  showed  a  French  coefflcit 
d  wear  of  11,  a  toughneni  of  10,  and  a  hardness  of  1T.G.  By  referring  to  the  lin 
atone  block  It  1*  seen  that  fi.5%  of  798  limestones  showed  a  French  coefficient 
waar  of  11,  7.6%  of  839  have  s  toughness  of  10, and  i%  of  826  have  a  hardness 
17.5.  The  chart  shows,  furthermore,  that  a  larte  majority  of  *" 
Sahara  ranging  lover  than  those  dtsd  in  the  example,  or,  in  oth 


f; 
i 


ateans*,  an  IMhi 

UrnaanjDi 

g  Rocks 


J  of  the  three  determinations  shown 
e  or  below  may.  of  coarse,  be  caleu- 
m  of  all  the  vertical  lines  lying  to  the  right  or  left  of  the  value 
which  are  considered. 

Interpretation  of  Results  of  Tests  on  Rock  Sample!  by  U.  8.  O.  P.  R. 
(42).      Results  of  about  2700  determinations  indicate  that  in  general  the 
,    limits  in  Table  III  for  low,  average,  and  high  values   for   each  of  the  tests 
1    may  be  applied: 
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Table  HI. 


French  coefficient  of  wear 

Toughness 

Hardness 

Cementing  value 


Low 


Under  8 
Under  8 
Under  15 
Under  25 


Average 


8  to  12 

8  to  12 

15  to  18 

25  to  76 


High 


Over  12 
Over  12 
Over  18 
Over  75 


For  a  more  complete  discussion  of  the  relation  between  the  results  of 
laboratory  and  service  tests,  see  (25a). 

Table  IV. — General  Limiting  Test  Valves  for  Broken  Stone  (Mb) 


Type  of  Construction 


Water-bound   macadam,  plain  or 
with  dust  palliative  treatment. 

Macadam  with  bituminous  carpet.. 


Bituminous    macadam    with 
coat 


Bituminous  concrete 


Binder  course  for  sheet-asphalt  or 

Topeka  type 

Portland  cement-concrete 


Stone  paring  block  J 

Broken  stone  foundation. 


Traffic* 


Light 
Moderate 
Heavy 
Light  to 
Moderate 

Moderate 
to  heavy 

light  to 
Moderate 

Moderate 
to  Heavy 

Any 
Moderate 
to  Heavy 

Any 

Any 


Limiting  Values 


French 

Coefficient 

of  Wear 


5  to    8 

9  to  15 

16  or  over 

5  or  over 


7  or  over 

7  or  over 

10  or  over 

7  or  over 


(f) 


8  or  over 


Toughness 


5  to  9 
10  to  18 
19  or  over 

6  or  over 


10  or  over 

7  or  over 
18  or  over 

6  or  over 

8  or  over 

9  or  over 
3  or  over 


Hardi 


10  to  17 
14  or  over 
17  or  over 

(t) 


(t) 


(t) 

16  or  over 

16  or  over 

8  or  over 


*Iight  traffic  is  assumed  as  less  than  100  vehicles  per  day,  moderate  traffic  between 
100  and  250  vehicles,  and  heavy  traffic  over  250  vehicles  per  day. 

tNumerous  tests  have  shown  that  limits  for  hardness  are  unnecessary  if  the  material 
possesses  the  required  French  coefficient  of  wear  and  toughness. 

^Limits  for  French  coefficient  of  wear  are  not  at  present  considered  necessary  for 
this  type  of  construction. 

{Crushing  strength,  20  000  lb  or  over  per  sq  in  is  sometimes  required. 


*** 


'Cementing  Values  should  show  over  25  in  all  cases  if  material 
is  to  be  used  in  water-bound  macadam  construction.  In  general,  granites, 
gneisses,  schists,  sandstones,  and  quartzites  should  not  be  used  in  the 
wearing  course  of  water-bound  macadam  roads.  Shales  and  slates  never 
should  be  used  in  this  connection;  therefore  cementing  value  tests  have 
been  discontinued  on  these  materials." 

6.    Sizes  of  Broken  Stone 

The  rises  of  broken  stone  to  be  used  in  each  course  are  dependent  upon 

the  quality  of  the  stone,  the  nature  of  traffic  and  economy.     If  the  stone 

hard  the  larger  sixes  of  stone  should  form  a  large  percentage  of  the 

lurse,  unless  the  roadway  is  designed  for  light  pleasure  travel,  in 
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Table  V. — Results  of  Compression  Tests  of  Rock  (15b) 

Name  of  Rock 

Crushing 

Strength 

Lb  per 

Sqln 

Locality 

County 

State 

Biotite  gneiss 

14  586 

16  000 

17  680 
27  600 

16  730 

17  960 
11760 
29  000 

9  490 
26  340 
17  780 
11910 

16  636 
21260 
20  020 

17  640 
22370 

18  980 
14  160 
16  200 
16  615 
13  420 
16  440 
20  750 
82  860 
89  215 
16  600 

Gloversville 

GraeneasUe 

Frederick 

Walford 

Hillside 

Greensburg 

Monroe 

Albion 

Clarksfleld 

Prompton 

Nokesvffle 

Parkersburg 

Oneeo 

North  Jay 

Vinal  Haven 

Long  Cove 

Rockport 

Westford 

Alexandria  Bay 

Yorktown 

Marlboro 

Concord 

Mt.  Airy 

Westerly 

Westfield 

Birdsboro 

Greenway 

Fulton 

Putnam 

Frederick 

Lawrence 

Cook 

Decatur 

Monroe 

Orleans 

Huron 

Wayne 

Prince  Wm. 

Wood 

Windham 

Franklin 

Knox 

Knox 

Piny 

Middlesex 

Jefferson 

Westchester 

Cheshire 

Merrimack 

Surry 

Washington 

Hampden 

Berks 

Nelson 

N.  Y. 

Ltmestone. .   ,        .    ....    .... 

Ind.   ■* 

limestone 

Md. 

■>   »                    A 

Pa. 

AirillafleiHis  dolomite 

I1L 

Dolomite 

Ind. 

Argfllaceoos  dolomite 

Mich. 

N.  Y. 

f^ifyifff^ymf  sandstone 

Ohio 

FeUspathic  sandstone 

Biotite  granite * 

Pa. 

Va. 

W.Va. 

Conn. 

GnaduT 

Me. 

ftanit* 

Me. 

Me. 

SJk.*       m  •  *                                         m  . 

Mass. 

GraniteT 

Mass. 

Qninite 

N.  Y. 

Granite 

N.  Y. 

Granite 

N.  H. 

Granite 

N.  H. 

Granite 

N.  C. 

R.I. 

Altered  diabase  ,  , 

Mass. 

Altered  diabase 

Pa. 

Febispsthic  qnartzit* 

Va. 

which  case  the  smaller  sices  should  be  used  for  the  top  course,  as  this  will 
tend  to  produce  a  smooth  and  desirable  surface.  With  any  quality  of 
stone,  traffic  consisting  of  heavy  vehicles  is  less  destructive  to  the  road 
surface  if  the  larger  sises  are  placed  in  the  upper  course.  For  economical 
consideration  it  is  often  desirable,  especially  where  the  stone  is  crushed 
locally,  to  so  distribute  the  sizes  in  the  courses  that  the  entire  product 
of  the  crusher  may  be  used. 

The  percentage  of  each  sise  of  output  from  a  crusher  varies  with  the 
quality  of  the  stone.  In  general,  the  softer  the  stone  the  greater  will  be  the 
proportion  of  fine,  material,  but  no  fixed  formula  can  be  adopted.  A  crusher 
set  with  the  jaws  at  2>£  in  may  produce  with  a  granite  of  medium  hardness 
30  to  40%  of  stone  from  IK  to  2*4  in  in  sise,  30  to  40%  from  ^  to  IK  in 
and  25  to  36%  of  material  under  ^  in  in  sise,  or  an  average  of  35,  35  and  30% 
of  the  above  respective  sises.  With  a  trap  rock  the  same  crusher  opening 
would  produce  an  average  of  approximately  50,  30  and  20%  of  these  sises. 

In  preparing  specifications  for  sises  of  stone,  it  is  quite  necessary  to  state 
the  limitations  in  sixes  either  by  sise  of  apertures  of  screens  or  by  sise  of 
ring  thru  which  stones  will  or  will  not  pass.  The  safest  method  is  by  the 
size  of  rings,  but  the  most  common  method  is  by  the  sise  of  screen  apertures. 
If  a  specification  simply  states  that  "no  stone  shall  be  used  except  that 
which  will  pass  thru  a  screen  whose  apertures  measure  2^£  in  in  diameter, 
but  will  not  pass  thru  a  screen  whose  apertures  measure  1^  in  in  diameter/' 
then  the  product  obtained  may  contain  an  excess  of  material  that  will 
thru  a  1  li-in  ring,  on  account  of  the  fact  that  if  the  cylindrical  screens 
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are  too  small  for  the  output  of  the  crusher,  or  are  set  at  too  great  an  angle 
or  are  revolved  too  rapidly,  the  small  sizes  will  pass  along  instead  of  thru 
the  smaller  screens  and  he  deposited  with  the  larger  sues.  Designation 
of  sizes  as  No.  1,  chestnut,  or  other  similar  designations  should  never  be 
used  unless  such  designations  are  clearly  described  by  dimensions  or  by 
reference  to  some  well-known  standard.  As  an  illustration  of  the  fallacy 
of  such  designations,  No.  1  size  stone  in  Massachusetts  corresponds  prac- 
tically with  No.  3  size  in  the  adjoining  state  of  New  York. 

Variations  in  Products  of  Broken  Stone  (11a).  "  Products  of  broken 
stone  obtained  from  portable  and  stationary  stone-crushing  and  screening 
plants,  while  complying  with  a  given  specification  of  the  type  now  ordinarily 
used,  vary  to  a  considerable  extent,  due  to  variations  in  the  plant  and  its 
operation,  such  as  kind  of  rock,  type  and  method  of  operation  of  crushing 
plants,  methods  of  separation  of  products,  differences  in  lengths  and  diameters 
of  sections  of  rotary  and  shaker  screens,  and  differences  in  inclination  and 
rate  of  operation  of  screens. 

"  The  necessity  for  more  carefully  drawn  specifications  covering  the  sizes 
of  the  particles  of  which  a  given  product  of  a  stone-crushing  and  screening 
plant  is  composed,  is  illustrated  by  the  following  mechanical  analyses  of  two 
products  obtained  from  the  same  plant,  both  of  which  products  passed  over  a 
section  of  a  rotary  screen  having  circular  holes  1  \i  in  and  thru  a  section  of  a 
rotary  screen  having  circular  holes  2^  in  in  diameter. 


" 

Sample 

A 

Percentage 

Sample 

B 

Percentage 

0/8 

0.4 

2.2 

8.0 

29.1 

27.1 

32.9 

0.2 

Puaing     }*rin  screen  and  retained  on     K-in  screen .... 
Passing    $4-in  screen  and  retained  on     Vs-vci  screen .... 
Passing  1     -in  screen  and  retained  on    %-in  screen .... 
Passing  1  Y\Axi  screen  and  retained  on  1    -in  screen .... 
Passing'l  34-in  screen  and  retained  on  1  \i-\xv  screen .... 
Passing  2    -in  screen  and  retained  on  1  H-in  screen .... 

1.1 

12.6 

37.5 

40.9 

7.7 

0.0 

100.0 

100.0" 

Proportions  of  Products  of  Broken  Stone  (22)  at  crushing  plants  in  New  York 
are  given  in  the  following  table.  For  specifications  covering  the  sizes  of  broken  stone, 
see  Art.  10. 


1. 

2. 
3. 

4. 


Jg 

WO 


195 

187 
196 

190 
173 
189 
-.65 


190 

182 
202 

216 
172 
184 
170 


No.  1 


4 


36 

82 
36 

40. 
32 
36 
82 


a 


3*1 


19 

17  H 
18 

18 
19 

19  hi 
19 


No.  2 


,1 


3 


18 

10 
14 

18 
28 
16 
22 


o 
a 


if 

©03 

euHO 


I 


9 

5H 
7 

8 
16 

9 
13 


No.  a 


4 


64 

70 
76 

79 
62 


3s 


&<oS 


34 

28^ 
88 

37 
36 


No.  4 


?1 

Oft 


72 

70 
76 

79 

60 

132 

116 


C      a 

m 


38 

88  M 
37 

37 
29 

71  V$ 
68 


Kind  of 
Material 


Sandstone    and 

limestone 
Limestone 
Limestone    and 

sandstone 
Sandstone 
Poor  sandstone 
Limestone 
Limestone 


Art.  7  Specifications  for  Broken  Stone  569 

7.    Specifications  for  Broken  Stone 

Am.  Sec.  C.  B.  and  Am.  Soc.  Test.  Mat.  (11a)  recommendations  of  the  Spec  Com* 
Hat.  Road  Cons,  and  Com.  EM,  Standard  Tests  for  Road  Materials,  respectively. 

"The  broken  atone  shall  constat  of  one  product  of  the  operation  of  a  stone-crushing 
and  screening  plant,  without  recombining  or  mixing,  and  shall  conform  to  the  follow- 
ing mechanical  analysis,  using  laboratory  screens: 

Passing    in  screen,  having  smallest  holes 

selected,  from to % 

Passing   in  screen,  having  next  to  largest 

holes  selected,  from to % 

Passing    in   screen,   having   largest   holes 

holes  selected,  from to % 

"In  this  form  of  specification  an  attempt  is  made  to  cover  in  the  mechanical  analysis 
only  the  limits  of  the  smallest  and  largest  particles.  No  attempt  is  made  to  secure 
a  carefully  graded  aggregate,  but  simply  a  product  suitable  for  the  type  of  road  or 
pavement  in  question. 

"Note:  An  engineer  Bhould  base  the  selection  of  screens,  to  be  used  in  the  speci- 
fication for  a  given  product  of  broken  stone,  on  the  results  of  mechanical  analyses  of 
many  *i™nor  products  obtained  from  portable  and  stationary  crushing  and  screening 
plants  which  supply  the  locality  in  which  the  specification  is  to  be  used. 

"Example.  The  broken  stone  shall  consist  of  one  product  of  the  operation  of  a 
■tone-crushing  and  screening  plant  without  recombining  or  mixing,  and  shall  conform 
to  the  following  mechanical  analysis,  using  laboratory  screens: 

Passing    >£-in  screen 3  to    10% 

Passing  1     -in  screen  and  retained  on  34 -in  screen 80  to    95% 

Passing  1^-in  screen  and  retained  on  1-in  screen 2  to    10% 

Total  passing  1  Jf-in  screen 100%.° 

Am.  Soc  Hun.  Imp.  (12).  .  "Quality  op  Broken  Stone.  All  broken  stone  shall 
be  dean,  rough  surfaced  and  sharp  angled,  of  compact  texture  and  uniform  grain. 

"Tests  for  Broken  Stone.  The  broken  stone  shall  be  subjected  to  abrasion 
tests  and  toughness  tests  conducted  by  the  Engineer  in  accordance  with  methods 
adopted  by  the  Am.  Soc  Test.  Mat.,  August  15, 1908.  It  shall  show  a  French  coef- 
ficient of  wear  of  not  less  than  7.0  and  its  toughness  shall  be  not  less  than  6.0. 

"Sizes.     The  product  of  the  crusher  shall  be  passed  over  a  rotary  screen  with 
sections  having  respectively  circular  openings  of  the  following  dimensions:    First 
section,  H-in  holes;  second  section,  l)£-in  holes;   third  section,  2#-in  holes;  fourth 
section,  3K-in  holes.    If  so  directed  the  first  section  of  the  screen  shall  be  fitted  with 
a  dust  jacket  having  M-hi  openings  so  placed  as  to  separate  the  dust  from  the  product 
psminc  thru  the  first  section.    The  screening  plant  shall  also  be  fitted  with  a  tailing 
chute  so  that  no  stone  failing  to  pass  the  largest  openings  will  fall  into  the  bin  for 
No.  4  sine  broken  stone.    The  various  sizes  of  broken  stone  shall  be  caught  in  separate 
bins,  and  shall  be  designated  as  follows: 
Dust,  all  passing  thru  Ji-in  screen. 
Screenings,  all  passing  thru,  %-in  screen. ' 
No.  1  size,  passing  thru  %-in  screen  and  over  M-\n  screen. 
No.  2  size,  passing  over  %-\n  screen  and  thru  l>i-in  screen. 
No.  8  size,  passing  over  \W-\tl  screen  and  thru  2M-*n  screen. 
No.  4  size,  passing  over  2>f-in  screen  and  thru  3^-in  screen. 
Tailings,  passing  over  3>^-in  screen. 
"Portable  Plants.    Portable  crushing  and  screening  plants  shall  be  operated  as 
directed. 

"Stationary  Plants.  If  broken  stone  is  to  be  supplied  from  stationary  crushing 
and  screening  plants,  the  several  sizes  of  broken  stone  shall  not  be  used  unless  samples 
have  been  previously  approved  by  the  Engineer.  The  various  sizes  of  broken  stone 
furnished  shall  be  substantially  the  same  as  the  samples  approved." 

Can.  Soc  C.  B.  (16).  "Definition.  Crushed  stone  shall  be  bedded  rock  or 
boulders  which  have  been  broken  by  mechanical  means  into  fragments  of  varying 
shapes  and  sizes.  It  shall  not  contain  more  than  10%  by  weight  of  soft  or  friable 
material.  Material  of  which  the  particles  are  coated  with  dirt  or  have  the  edges 
worn  off  will  not  be  accented* 
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"Weathered  Stone.    No  crushed  stone  shall  be  accepted  which  shows 
being  disintegrated  or  reduced  in  quality  by  the  action  of  the  weather. 

"Crushes  Run.  Crusher  run  shall  be  the  product  of  the  crusher,  of  which  not 
more  than  8%  by  weight  shall  pass  a  \i-in  opening. 

"Sizes  of  Stone.  The  following  schedule  of  sises  shall  be  used,  with  the  percentage* 
of  material  larger  than  the  maximum  and  smaller  than  the  minimum  openings  reapec- 
tively,  ss  shown.  The  sises  of  opening  shall  mean  the  diameter  of  circular  openings 
in  steel  or  iron  plates.  The  percentages  shall  be  determined  by  weight.  The  sizes  of 
stone  with  the  openings  by  which  they  are  obtained  are  as  follows: 


Name  of 


6  -in 
4  -In 
8  -in 
2K-in 
2  -in 
IH-m 
1  -in 
tt-in 


Maximum 

Sine  of 

Opening 

in  Inches 


6 

4 
8 

2tt 
2 

1 


Maximum 
Percentage 
Retained 
by  Max- 
imum Sire 
of  Opening 


8 
8 
8 
5 
5 
5 
5 
7 


Minimum 

Siseof 

Opening 

in  Inches 


4 
8 

2K 
2 

IK 
1 

H 

M 


Maximum 


Minimum 

Siseof 

Opening; 


8 
8 
8 
10 
10 
15 
15 
15 


"Screenings.    Screenings  shall  be  material  all  of  which  shall  pass  a  M-kn 

"Mineral  Dust.    Mineral  dust  shall  be  finely  pulverised  stone  of  which  not 
than  80%  by  weight  shall  pass  a  200-mesh  sieve. 

"Tests  on  Stone.  In  addition  to  fulfilling  the  foregoing  requirements,  crushed 
stone  shall  be  classed  into  three  grades,  according  to  qualities  which  shall  be  deter- 
mined by  tests  conducted  in  a  properly  equipped  laboratory.  The  properties  deter- 
mined shall  be:  Coefficient  of  wear,  toughness  and  absorption.  Material  meeting 
the  requirements  of  any  of  the  grades  with  respect  to  coefficient  of  wear  and  toughness 
but  failing  to  meet  the  requirement  with  respect  to  absorption  may,  on  consideration 
of  the  engineer,  be  Harmed  with  the  higher  grade. 

"Grades  of  Crushed  Stone.  Crushed  stone  shall  be  Harmed  under  one  of  the 
following  grades: 

Grade  A  is  a  rock  which  has  a  toughness  of  not  less  than  18,  a  coefficient  of 
of  not  less  than  14,  and  an  absorption  of  not  more  than  0.6  lb  per  cu  ft. 

Grade  B  is  a  rock  which  has  a  toughness  of  not  less  than  10,  a  coefficient  of 
of  not  less  than  7,  and  an  absorption  of  not  more  than  1.0  lb  per  cu  ft. 

Grade  C  is  a  rock  which  has  a  toughness  of  not  less  than  7,  a  coefficient  of  wear  of 
not  less  than  6,  and  an  absorption  of  not  more  than  1.5  lb  per  cu  ft. 

Grade  D  is  a  rock  that  does  not  meet  the  requirements  of  any  of  the  above  grades 
and  which  may  be  used  only  on  consideration  by  the  engineer." 

Engineering  Standards  Committee  of  Great  Britain  specifications  for  sixes  of  broken 
stone  are  as  follows:  "Three-Inch  Gage  Broken  Stone.  Broken  stone  specified 
as  8-inch  gage  shall  all  pass  thru  a  8-in  ring  and  shall  consist  of  the  following  percentages 
by  weight:  Not  more  than  15%  passing  thru  a  2^-in  ring  in  every  direction;  not 
less  than  66%  over  2H  in,  and  not  exceeding  4  in,  in  greatest  length  by  measurement; 
not  more  than  20%  over  4  in  in  greatest  length  by  measurement. 

"Two  and  One-Halt  Inch  Gage  Broken  Stone/  Broken  stone  specified  as  2K-in 
gage  shall  all  pass  thru  a  2H-in  ring,  and  shall  consist  of  the  following  percentages 
by  weight:  Not  more  than  16%  passing  thru  a  2-in  ring  in  every  direction;  not  lean 
than  66%  over  2  in,  and  not  exceeding  8  in,  in  greatest  length  by  measurement;  not 
more  than  20%  over  8  in  in  greatest  length  by  measurement. 

"  i*wo-Inch  Gage  Broken  Stone.    Broken  stone  specified  as  2-in  gage  shall  all  pass 

-  "-in  ring  and  shall  consist  of  the  following  percentages  by  weight:    Not  more 

o  passing  thru  a  lH-ui  ring  in  every  direction;  not  less  than  66%  over  iy$ 
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in,  and  not  exceeding  2H  in,  in  greatest  length  by  measurement;  not  more  than  20% 
over  2H  in  in  greatest  length  by  measurement. 

"Onb  and  Onb-Half-Inch  Gage  Bbokbn  Stonb.  Broken  stone  specified  as  1  H-in 
gags  shall  all  pass  thru  a  lH-in  ring,  and  shall  consist  of  the  following  percentages 
by  weight:  Not  more  than  15%  passing  thru  a  1-in  ring  in  every  direction;  not  less 
than  65%  over  1  in  and  not  exceeding  2  in,  in  greatest  length  by  measurement;  not 
BMire  than  20%  over  2  in  in  greatest  length  by  nieasurement. 

In  the  British  specifications  everything  below  1  in  is  called  chippings  and  is  specified 
ss  follows: 

"  Onb-Ingh  CmFPlNOS  must  all  be  capable  of  passing  thru  a  square  hole  of  1-in  side, 
and  at  least  70%  by  weight  must  be  retained  by  a  sieve  having  square  holes  of  H- 
laside. 

M  Thrbb-Quartbr-Inch  CmmNOS  must  all  be  capable  of  passing  thru  a  square  hole 
ef  H-«  side  and  at  least  70%  by  weight  must  be  retained  by  a  sieve  having  square 
boles  of  H-in  side. 

**  Halt-Inch  Cioppingb  must  all  be  capable  of  passing  thru  a  square  hole  of  H-in  side 

and  at  least  70%  by  weight  must  be  retained  by  a  sieve  having  square  holes  of  H-in  side. 

"Thrbb-Eighths-Inch  Chifpings  must  all  be  capable  of  passing  thru  a  square  hole 

of  K-in  aide  and  at  least  70%  by  weight  must  be  retained  by  a  sieve  having  holes 

of  K-in  aide. 

"Quarter-Inch  CmmNOS  must  all  be  capable  of  passing  thru  a  square  hole  of  K-in 
side  and  at  least  70%  by  weight  must  be  retained  by  a  sieve  having  square  holes  of 
ft-inside. 

"Onb-Eighth-Inch  Chippinos  must  all  be  capable  of  passing  thru  a  square  hole  of 
K-in  aide  and  at  least  70%  by  weight  must  be  retained  by  a  sieve  having  square 
holes  of  l/irin  side." 

Form  of  Specification  for  Broken  Stone  recommended  for  adoption  at  the  first 
conference  of  State  Highway  Testing  Engineers  and  Chemists  held  at  the  U.  S.  O.  P. 
R.  in  Feb.  1917. 

"Genbral.    The  broken  stone  shall  consist  of  angular  fragments  of  (Insert  types 
allowable),  of  uniform  quality  thruout,  free  from  thin  or  elongated  pieces,  soft  or 
disintegrated  stone,  dirt,  or  other  objectionable  matter. 
"  Physical  Propbrtibs.    The  stone  shall  meet  the  following  requirements: 

Percent  of  wear ....     to 

Or  French  coefficient ....     to 

*Toaghness ....     to    .. 

^Hardness ....     to 

♦Absorption not  more  than 

"Scbshninos  ob  No.  . . .  Stonb.  That  portion  of  the  product  of  the  crusher,  in- 
**"rf*"g  the  dust  of  fracture,  which,  when  treated  by  means  of  laboratory  screens, 
will  meet  the  following  requirements: 

Passing in  screen 100% 

Total  passing in  screen %  to  ...% 

"Top  Course  ob  No.  . . .  Stonb.  That  portion  of  the  product  of  the  crusher  which, 
when  tented  by  means  of  laboratory  screens,  will  meet  the  following  requirements: 

Passing in  screen 100% 

Total  passing in  screen %  to  ...% 

Retained  on in  screen 100% 

"Bottom  Course  or  No.  . . .  Stonb.  That  portion  of  the  product  of  the  crusher 
which,  when  tested  by  means  of  laboratory  screens,  will  meet  the  following  requirements: 

Passing in  screen 100% 

Total  passing  ....  in  screen %  to  ...% 

Retained  on  ....  in  screen 100% 

M  Method  op  Sampling.    Stone  shall  be  sampled  for  quality  and  sise  in  accordance 

with  the  method  described  on  page  . . . .,  paragraphs ,  of  these  specifications. 

"Methods  of  Testing.    Tests  of  the  physical  properties  and  sizes  of  the  stone 

shall  be  made  in  accordance  with  the  methods  described  or  referred  to  on  pages 

of  these  specifications.  Testa  Nos. " 

♦Testa  recommended  by  the  conference  which  it  may  be  desirable  to  omit  in  some 
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8.    Quarrying,  Crushing  and  Screening  Broken  Stone 

In  Breaking  Field  Stone  preparatory  to  crushing,  a  sledge  hammer  is  used, 
one  striking  face  being  Hlightly  rounded  and  the  other  wedge-shaped.  Large 
boulders  are  drilled  with  hand  drills,  blasted  with  powder  or  dynamite,  and 
then  broken  up  with  sledge  hammers. 

In  Quarrying  Ledge  Stone,  hand  drilling  is  slow  and  somewhat  more 
expensive  than  machine  drilling.  There  are  three  well-known  methods 
of  hand  drilling.  For  shallow  holes  of  small  diameter  one  man  holds  a 
small  drill  with  one  hand  while  he  strikes  it  with  a  small  hammer  held  by 
the  other  hand.  For  large  holes  of  greater  depth,  one  man  holds  a  drill 
while  two  other  men  strike  alternately  with  large  hammers  weighing  8  to  12 
lb.  Another  method  is  sometimes  called  churn  drilling,  in  which  one  or  two 
men  lift  the  drill  a  few  inches  and  let  it  fall  again,  thus  using  the  weight  of 
the  drill  instead  of  the  blow  of  a  hammer  to  cause  the  impact.  In  all  hand 
drilling  the  workmen  must  revolve  the  drill  slightly  between  each  impact 
in  order  to  keep  the  hole  circular  and  to  prevent  binding.  One  man  with  a 
churn  drill  will  drill  from  6  to  18  in  of  2-in  holes  per  hr.  After  a  hole  has 
been  drilled  to  a  depth  of  about  4  ft,  two  men  are  required  to  handle  one  drill. 
Churn  drilling,  if  the  holes  are  to  be  vertical,  is  the  most  economical  form  of 
hand  drilling.  In  all  drilling  the  -drills  have  to  be  sharpened  frequently, 
varying  wjth  the  hardness  of  the  stone. 

Nearly  all  quarrying  of  ledge  stone  is  now  carried  on  with  power  drills, 
operated  by  steam,  gasolene  or  electric  power.  No  general  rule  can  be  made 
for  either  type  of  power.  In  large  plants  for  general  sale  of  broken  stone 
steam  power  is  most  generally  used.  A  steam  drilling  outfit  is  cumber- 
some and  heavy,  consequently,  when  the  outfit  is  to  be  moved  from  place 
to  place,  the  air  compressor,  using  a  gasolene  engine  for  power,  iB  useful 
and  desirable.  Such  an  outfit,  suitable  for  operating  three  drills,  including 
drills,  hose  pipe  and  all  necessary  adjuncts,  costs  about  $2200.  In  all 
power  drills,  except  rotating  drills  which  are  not  used  in  rock  suitable  for 
road  making,  the  power  is  applied  to  the  drill  in  such  manner  that  there  are 
many  blows  to  the  minute  of  short  strokes.  A  blacksmith  equipment  is 
necessary  with  all  outfits. 

The  Cost  of  Quarrying  Stone,  including  breaking  the  stone  to  sues  that 
will  go  into  a  crusher,  varies  with  the  quality  of  the  rock  and  with  the  size 
to  which  the  stone  must  bo  reduced  for  the  crusher.  It  may  be  as  low  as 
$0.30  per  ton  in  a  large,  well-equipped  plant  where  several  hundred  tons 
of  stone  are  crushed  daily,  or  as  high  as  $0.60  per  ton  in  a  small  plant  which 
turns  out  less  than  100  tons  per  day. 

For  further  details  pertaining  to  quarrying  see  Sect.  3,  Arts.  17  to  19  inc. 

Crushers  are  of  two  types.  The  gyratory  crusher  is  used  in  large  or 
permanent  plants,  and  the  jaw  crusher  in  small  or  portable  plants.  The 
following  tables  show  data  relating  to  the  standard  types  of  gyratory  and 
jaw  crushers. 

Power  for  operating  crushing  outfits  consists  usually  of  steam  engines  and 
boilers,  altho  gasolene  engines  are  sometimes  used.  Permanent  plants  of 
course  have  stationary  machinery,  but  plants  for  local  use  consist  of  boiler 
and  engine  combined  and  mounted  on  steel  wheels  and  axles.  The  most 
commonly  used  portable  plants  consist  of  a  15  or  20  H.P.  engine  and  boiler, 
altho  infrequently  large  outfits  up  to  50  H.P.  are  used  on  large  works. 

Elevators  and  Screens.  Bucket  elevators  are  used  to  carry  the  output 
of  the  crusher  to  elevated  revolving  circular  screens,  the  screens  being  so 


Art.  8        Quarrying,  Crushing  and  Screening  Broken  Stone  573 

Weights,  Capacities  and  Power  Required  for  Gyratory  Crashers 


D1MKN8ION8, 

Capacity 

IN  TONS 

Rbcbiving 

per  Hk,  Varying 

Spider 

with  Character 

H.P.  for 

Approx- 

Openings 

of  Rock 

Crusher, 

imate 

Sis* 

Elevator 
and 

Weight 

of 

To  Pass 

Screen 

Crusher 

Each  About 

Both  About 

Tom 

Diameter 

■ 

Ring 

2. 

8     by  22 

8      by    44 

5  to    10 

2H 

12  to    15 

10  000 

8. 

8,4  by  24 

8  4  by    48 

10  to    20 

24 

20  to    25 

15  500 

«*•  •  •  •   • 

9      by  27 

9      by    54 

15  to    80 

2»* 

25  to    30 

28  500 

5. 

12      by85H 

12      by    71 

25  to    50 

2^ 

80  to    60 

32  000 

6. 

12  Ji  by  87 

12V*by    74 

45  to    90 

3 

40  to    60 

44  000 

7H.... 

14      by  44 

14      by    88 

90  to  150 

3>4 

75  to  125 

67  500 

o»»  .  .  •  . 

19      by  60 

19      by  120 

130  to  225 

4 

100  to  150 

100  000 

IOl 

26Hby72 

25}$  by  144 

400  to  600. 

5 

175  to  250 

180  000 

Weights,  Capacities  and  Power  Required  for  Jaw  Crushers 


Number  by  Which 

Each  Size  of 
Crusher  is  Known 


No.  1^ 


Approximate  cost. . . 

Sue  of  jaw  opening 
for  receiving  stone, 
in  inches 

Product  per  hour  in 
tone  when  machine 
doses  to  2  in 

Weight  in  pounds. . . . 

Weight,  mounted  on 
4  wheels,  with  12-ft 
elevator,  in  pounds. . 

Speed  revolutions  per 
minute 

Driving  pulleys,  dia- 
meter and  face,  in. . . 

Horse  power  required 

Floor  space  required, 
length 

Floor  space  required, 
width. 

Extreme  height  of 
machine 

Size  of  elevator  best 
suited 

Diameter  of  screen 
best  suited  in  inches. 


$800 
8  by  15 


10  to  15 
5000 


7500 

9500 

276 

275 

80  by  8 
12 

82  by  9 
15 

6ft6in 

6ft6in 

5  ft 

5  ft  1  in 

SftSHin 

4  ft  3  in 

No.  2 

No.  2 

30 

80 

No.  2 


$900 


9  by  16 


12  to  18 
7000 


No.  2H 


$1200 


10  by  20 


16  to  25 
9250 


12  000 

266 

36  by  11 
20 

7  ft  6  in 

5  ft  9  in 

5  ft  2^  in 

No.  2H 

36 


'    No.  3 


$1300 


10)4  by  22 


15  to  30 
15  500 


Not  mounted 

265 

38  by  10 
25 

7  ft 

6  ft  6  in 

4  ft  7  in 

No.  3 

36 


No.  4 


$2000 


12  by  28 


25  to  40 
27  000 


Not  mounted 
240 

44  by  12 

35 

8  ft  6  in 

6  ft 
6  ft  7  in 

No.  8 
42 


mounted  that  the  broken  stone  will  gravitate  from  one  to  the  other.  The 
screens  are  built  in  sections,  each  section  being  from  2  to  4  ft  in  length,  and 
in  portable  plants  from  24  in  to  36  in  in  diameter.  The  openings  are  cir- 
cular and  of  one  size  in  each  section.  Under  the  specifications  adopted  by 
the  Am.  Soc.  Mun.  Imp.,  the  sizes  of  holes  are  as  follows.  First  section 
M-in  holes;  second  section,  l^i-in  holes;  third  section,  2*4 -in  holes;  fourth 
section,  3^-in  holes.     In  many  cases,  however,  the  screens  are  in  three  sec- 
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dons,  the  holes  being  %  in,  1}£  in  and  2H  i^i  respectively.  When  it  is 
desired  to  separate  the  dust  from  the  material  passing  the  first  section,  a 
dust  jacket  having  }£-in  openings  is  fitted  around  a  portion  of  the  first 
section.  Bins  are  so  arranged  that  the  product  from  each  screen  will  go  to 
a  separate  compartment. 

Cost  Data  and  Description  Covering  Quarry  and  Crashing  Plants 

Pacouna  Quarry,  Los  Angeles  County,  CaL  (88).  The  rock  obtained  at  the  quarry 
is  an  anderite,  a  volcanic  rock  having  the  following  physical  ptopertiei: 

"Specific  gravity 2.76  French  coefficient  of  wear.     17.9 

Weight  per  eu  ft 172.001b         Hardness 17.9 

Water  absorbed  per  eu  ft. .       0.83  1b         Toughness -.     29.0 

Percent  of  wear 2.2  Cementing  value Excellent 

"The  rock  was  being  taken  from  two  quarry  openings,  one  having  a  face  of  about 
200  ft  with  a  height  varying  from  20  to  85  ft,  and  the  other  having  a  face  of  110  ft 
in  length  and  from  20  to  50  ft  in  height.  During  the  early  operation  of  the  quarry 
as  many  aa  three  3)4-in  air  drills  working  to  a  depth  of  24  ft  were  used  during  tfee 
day  shift.  As  the  face  increased  in  height  the  number  of  drills  was  decreased  until 
at  the  date  of  the  report,  only  one  8^-in  drill  was  necessary.  The  holes  ranged  from 
20  to  24  ft  in  depth,  about  70%  of  them  being  drilled  from  the  quarry  floor  as  lifters, 
and  the  remainder  being  drilled  from  the  top.  Moisture  in  the  hill  prevents  the  use 
of  black  powder.  Each  hole  is  charged  with  from  100  to  800  lb  of  40%  dynamite 
and  from  one  to  ten  holes  are  fired  at  a  time. 

The  following  table  shows  the  total  and  unit  costs  of  operation  and  maintenance  at 
the  Pacoima  Quarry,  July  to  December,  1910.    Total  output,  144  798.15  tons. 


Total 
Cost 

Cost 

Ton 
Cents 

Percentage 

of 

Total 

Cost 

Salarkw 

$2198.98 
6722.69 

3  496.14 

4  180.86 
228.62 

86  668.82 
318.86 

9804.66 

2  464.96 
648.82 

1892.56 

2  021 .26 
1816.02 

889.27 
822.80 

2  910.03 

1.52 

4.64 

2.42 

2.85 
0.15 

25.82 
0.22 

6.77 

1.70 
0.88 

0.96 

1.40 
1.25 

0.27 
0.22 

2.01 

2.9 

Stripping: 

9.0 

Drilling  and  blasting: 
Labor 

4.7 

Powder,  88  1961b;  0.229  lb  per 
ton 

6.6 

Other  materials 

0.8 

Loading  and  transporting,  quarry 
to  crusher: 
T/abor ,  . , 

48.9 

Materials 

0.4 

Handling  muck: 

12.8 

Plant  operation: 
Labor 

3.2 

0.7 

Loading  and  shipping: 
T/*bor 

1.9 

Maintenance: 
Labor 

2.5 

Materials 

2.4 

General: 
Labor, 

0.5 

Sundry. 

0.4 

Power: 
Labor 

$.9 

Totals-. 

$75  408.12 
4  848.97 

52.08 
3.00 

100.0 

Credits: 
Boarding  house  profits 

49.08 
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MA  considerable  amount  of  waste,  partly  from  the  stripping  mixed  with  the  surface 
rock  and  pertly  from  seams,  comes  down  in  the  quarry.  The  rock  is  cleaned  of  muck 
as  it  is  loaded  with  forks  into  cars  at  the  working  face,  and  the  accumulated  muck  is 
nth  Fresno  scrapers  between  shifts.  The  cars  used  in  the  quarry  are  86-in 
end  dumping  quarry  cars  having  a  capacity  of  from  2  to  2H  tons  and  a  total 
of  SO  in.  They  are  snatched  by  mules  to  the  main  quarry  line  and  there,  in 
of  10  cars,  drawn  by  a  5-ton  electric  locomotive  a  maximum  distance  of  400 
a  trestle  to  the  tipple  above  the  crusher.  They  are  dumped  by  means  of  a 
automatic  cross-over  mine  tipple  and  returned  to  the  quarry  by  a  gravity  switch- 
Ten  ears  can  be  dumped  in  4  min,  and  only  one  man  is  required  to- operate 
rhenium* 
"The  rock  is  fed  into  a  No.  0  gyratory  crusher  by  one  man.  From  this  crusher 
thru  a  preliminary  8-in  screen,  the  rejections  from  which  are  returned  and 
m  a  No.  4  gyratory  crusher.  The  total  product  is  then  transported  by  a 
bdt  conveyor  to  final  sizing  screens  over  the  storage  bins.  These  screens  separate 
the  stone  into  4  sixes  which  are  stored  in  the  bins  for  gravity  loading  into  railroad  cars." 
Qaatry  and  Plant  at  Newton,  Mass.  (35a).  The  crusher  was  placed  near  a  ledge 
of  hard,  green  trap  rock.  The  stone  was  drilled  with  a  Rand  steam  drill  and  broken 
to  ssse  to  go  into  the  crusher  by  sledge  hammers,  and  taken  by  horses  and  carts  to  the 
crasher,  a  distance  of  about  500  ft,  and  delivered  on  a  platform  level  with  the  top 
of  the  hopper.  It  was  fed  into  the  hopper  by  two  laborers.  Unit  costs  were  as  follows, 
being  for  a  9-hr  day :  Foreman,  $&;  operator,  steam  drill  and  boiler,  $8;  operator 
$2;  blacksmith,  $2.60;  laborer,  $1.75;  two  one-horse  carts  and  drivers,  $5; 
powder  per  604b  box,  $11 .84;  coal  per  ton,  $5.90;  oil  per  gal,  $0.15;  waste  per  lb.  $0.09. 


Labor,  steam  drilling 

Steam  drilling,  including  coal,  ofl,  waste,  powder, 

repairs 

Sharpening  drills  and  tools 

Breaking  stone  for  crusher 

for 
to 

of  crusher 

Coal,  oil  waste  and  repairs  of  crusher 

Total 


Cost  per 
CuYd 


$0,092 

0.084 
0.069 
0.279 
0.098 
0.072 
0.058 
0.081 
0.079 
0.041 


$0,898 


Cost  per 
Ton 


$0,076 

0.070 
0.068 
0.281 
0.081 
0.060 
0.044 
0.026 
0.066 
0.084 


$0,745 


Tompkins  Cove  Crushing  Plant,  Rockland  County,  If.  Y.  (17).  "The  rock  is 
blasted  from  a  high  vertical  quarry  face,  loaded  by  steam  shovels  to  cars  on  a  high 
level  track,  and  drawn  an  average  distance  of  about  800  ft  to  the  top  of  the  crusher 
hmsw  It  is  dumped  directly  into  the  crusher  hopper  and  passes  vertically  downward 
thru  three  successive  seta  of  horizontal  crusher  rolls,  which  reduce  it  to  a  maximum 
sbe  of  about  2  in.  From  the  lower  rolls  it  is  raised  about  90  ft  by  a  steeply  inclined 
steel  pan  elevator  which  discharges  into  a  hopper  in  the  top  of  the  preliminary  screen 
house.  This  hopper  discharges  into  a  distributer  that  spreads  the  broken  rock  evenly 
over  a  gravity  screen  that  removes  all  stone  larger  than  1\4  in  and  delivers  it  to  a 
belt  conveyor  by  which  It  is  returned  to  the  last  pair  of  rolls.  About  90%  of  the 
product  which  passes  thru  the  preliminary  screen  is  delivered  by  a  belt  conveyor  862 
ft  long,  inclined  about  10?,  to  the  top  of  the  main  screen  house  where  it  passes  by 
gravity  vertically  thru  a  stationary  distributing  and  screening  apparatus  which  separates 
it  into  lM-in,  &-in  and  H-*n  sixes,  each  of  which  is  discharged  on  a  separate  horizontal 
belt  conveyor  and  dumped  into  one  of  the  five  storage  bins  with  a  combined  capacity 
of  20  000  cu  yd." 
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Broken  Stone  Roads 

CONSTRUCTION 
9.    Methods  of  Construction 


Sect.  11 


Subgrade.  The  subgrade  is  usually  a  shallow  trench  composed  of  two  or 
more  planes  or  a  curved  surface  sloping  from  the  center  to  the  sides.  The 
Burface  of  the  subgrade  is  generally  parallel  to  the  finished  surface  of  the 

broken   stone    road, 

altho  this  is  not  true 

when  the  depth    of 

stone  at  the  edge  of 

the  shoulder  is  made 

less  than  at  the  cen- 

*&    ter  (see  Figs.  5  and 

Fig.  5.    Cross-Section  of  a  Broken  Stone  Road  on  a  Natural    6.)       The    subgrade 

Road-Bed.    Full  lines  show  shoulders  and  slopes  in  cuts;    has  the  same  width 

broken  lines,  shoulders  and  slopes  for  embankments  as  the  broken  stone 

surface.      The  sides 
of  the  trench,  which  serve  to  hold  the  stone  in  place,  are  formed  by  earth 
Bhoulders,  generally  from  3  to  5  ft  in  width.     In  places  where  the  edge  of  the 
stone  is  bounded  by  a  curb  or  gutter,  the  earth  shoulder  is  generally  omitted 
unless  the  roadway 
is  extremely  wide  and  ,  -  ft 

only   a   part  of  the  J  J  A.   ..    ...^ .    ._     n* 

width    is     built    of 

broken  stone.     The 

subgrade  should   be 

brought  to  true  line 

and    grade    and    be 

thoroly      compacted 

with  a  steam  roller. 

Any  low  spots  which  appear  during  compaction  should  be  brought  up  to 

grade  with  good  material  and  rerolled. 

Hauling  the  Broken  Stone.  The  road  metal  may  be  hauled  to  the  highway 
with  ordinary  carts  or  wagons.  Patent  bottom  dump-wagons  with  doors 
hinged  on  the  sides  or  on  the  ends  of  the  wagons  are  commonly  used  and 
serve  the  purpose  in  an  excellent  manner.  It  is  possible  with  this  type  of 
wagon  to  regulate  the  size  of  opening  between  the  bottom  doors  so  that  any 
width  of  opening  up  to  the  maximum  can  be  obtained.  By  this  means  it  is 
possible  to  spread  the  stone  in  layers  as  the  wagon  is  drawn  along  the  road. 
Similar  wagons  are  built  to  be  hauled  by  a  traction  engine.  Wagons  of  this 
type  generally  have  a  capacity  of  3  to  4  cu  yd  and  are  drawn  in  trains. 

The  Effect  of  Distance  Hauled  Upon  the  Settlement  of  Crushed  Limestone  in 
Wagons  and  Carts  is  given  in  the  following  table  (14): 


Fig.  6.    Cross-Section  of  Broken  Stone  Road  on  a  V-Drain 
Foundation  Constructed  on  an  Embankment 


Size  of  Stone 


H-in  screenings 
%-in  screenings 

2  to  H-'m 

"  *-*    2-in 


Settlement  After  a  Haul  op 


H  Mile  or  More 
in  Wagons 


12 

11 

9 

8 


7% 

8% 

2% 

2% 


75  Miles  or  More 
in  Cars 


10.6% 
7.6% 
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Laying  the  Broken  Stone.  In  some  cases  where  the  stone  is  not  of  a 
particularly  good  quality,  better  results  may  be  obtained  by  placing  the 
■mailer  stone  in  the  bottom  of  the  road  and  the  larger  sised  stone  on  top. 
There  are  also  cases  where  the  run  of  the  crusher  from  the  coarse  sizes  down 
to  dust  is  placed  on  the  road  as  one  course,  but  this  method  is  not  recom- 
mended. If  the  stone  is  brought  in  patent  bottom  dump-wagons,  it  may  be 
dumped  directly  upon  the  subgrade  and  spread  with  forks.  Stone  brought 
to  the  work  for  the  upper  courses  of  a  road,  however,  should  be  dumped 
on  boards  and  shovelled  in  place  to  prevent  the  segregation  of  the  sizes, 
which  might  occur  if  the  Btone  was  dumped  directly  upon  the  road  from  the 


Thickness  of  Courses.  All  broken  stone  roads  should  be  constructed  in 
layers,  each  layer  being  rolled  before  a  subsequent  layer  is  placed.  The 
thickness  of  any  layer  should  not  exceed  4  in  after  rolling,  as  it  is  imprac- 
ticable to  properly  roll  a  layer  of  greater  thickness.  For  roads  under 
tight  traffic,  assuming  a  good  natural  or  artificial  foundation,  the  total 
thickness  of  the  crust,  if  of  trap  or  other  hard  rock,  need  not  be  more  than 
4  in;  if  of  softer  stone,  5  to  6  in.  If  the  traffic  is  heavy  the  thickness  should 
be  greater.  A  thickness  of  8  to  10  in  is  not  unusual  where  the  traffic  is 
of  heavily  loaded  vehicles,  that  is,  frequent  loads  of  10  tons  or  more.  With 
very  frequent  loads  of  10  tons  or  more,  a  water-bound  broken  stone  road 
should  not  be  constructed  and  the  same  is  true  if  more  than  about  one 
third  of  the  traffic  is  of  fast  moving  motor-driven  vehicles.  The  thickness 
of  the  bottom  course  is  varied  according  to  the  kind  of  foundation  and  the 
nature  of  the  traffic  to  be  carried.  If  the  natural  subsoil  is  of  good  firm 
material  like  good  road  gravel,  or  if  the  road  is  built  upon  an  artificial 
foundation  of  stone,  the  lower  course  may  be  as  thin  as  2  in,  provided  the 
traffic  over  the  roadway  is  of  vehicles  weighing  not  more  than  4  or  5  tons. 
If,  however,  the  vehicles  passing  over  the  roadway  are  of  heavy  type,  the 
road  will  be  sufficiently  more  permanent  to  warrant  making  the  lower 
course  more  than  4  in  in  thickness.  On  streets  of  cities  it  is  often  economical 
to  construct  the  lower  course  6  in  in  thickness  after  rolling. 

Regulating  the  Thickness.  To  gage  the  thickness  of  a  layer  of  stone, 
wooden  cubes  made  equal  to  the  depth  of  a  layer  are  sometimes  placed  at 
intervals  across  the  roadway,  the  cubes  being  taken  up  and  moved  along 
as  the  work  progresses.  With  this  method,  however,  if  there  are  any 
irregularities  in  the  subgrade  or  in  the  foundation  course,  they  will  be 
earned  up  to  the  finished  surface.  A  better  method  of  regulating  the 
depths  of  the  different  layers  is  to  set  strings  longitudinally  at  the  proper 
elevation  at  the  sides  and  center  of  the  roadway.  In  this  manner  the 
elevations  are  always  tied  in  with  the  finished  grade  and  any  irregularities 
can  more  readily  be  corrected  as  they  occur. 

The  Amount  of  Broken  Stone  per  Unit  of  Area  of  Roadway  Surface  will 
of  course  vary  with  the  thickness  of  the  crust,  but,  in  some  cases,  does 
not  vary  in  exact  proportions  to  the  thickness  of  the  crust  on  account  of 
the  fact  that  the  voids  in  the  lower  courses  are  not  always  filled  with  stone 
dust.  In  some  cases  the  voids  are  filled  with  dust  to  a  depth  below  the 
top  of  the  wearing  surface  of  not  exceeding  3  in,  and  often  not  exceeding 
2  in,  hence  the  weight  per  unit  area  of  the  top  course  is  greater  than  the 
weight  per  unit  area  of  the  lower  course  or  courses  of  the  same  thickness. 

"  Surface  Covered  by  Various  Sized  Loads  of  Broken  Stone  (44).  The  following 
Mmtatifln  allows  the  number  of  linear  feet  of  9-ft  road  a  load  of  a  given  size  should 
cover  for  various  loose  depths: 
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Weight  of  Load 

Loose  Depth  in  Inches 

Granite 

limestone 

Size  of 

Load 

Cu  Yd 

3  in 
Ft 

4  in 
Ft 

6  in 
Ft 

6  in 
Ft 

2800 
8500 
4200 
4900 
6600 
6800 
7000 
7700 
8400 

2600 
3126 
3760 
4876 
5000 
6626 
6250 
6876 
7600 

1 

IK 
2 

2K 

214 
2H 
3 

12 
16 
18 
21 
24 
27 
30 
33 
36 

9.00 
11.26 
13.60 
15.76 
18.00 
20.25 
22.50 
24.75 
27.00 

7.2 
9.0 
10.8 
12.6 
14.4 
16.2 
18.0 
19.8 
21.6 

6.0 
7.6 
9.0 
10.5 
12.0 
13.5 
16.0 
16.5 
18.0 

Rolling.  Horse-drawn  rollers  are  not  sufficiently  heavy  to  properly 
roll  broken  stone.  If  the  stone  is  a  hard  trap,  a  roller  weighing  from  12 
to  20  tons  is  desirable,  but  if  the  stone  is  soft  a  roller  weighing  from  10 
to  15  tons  is  better  than  the  heavier  type.  Ordinarily,  about  10  tons  per 
hour  is  considered  the  amount  of  stone  that  can  be  properly  rolled  with 
one  roller.  Up  to  the  present  time  steam  is  the  only  power  universally 
successful  for  rollers,  but  gasoline  engines  may  prove  to  be  of  use  if  properly 
designed  for  the  variable  conditions  a  roller  is  required  to  meet.  The 
amount  of  rolling  necessary  depends  on  the  character  of  the  stone,  the 
weight  of  the  roller,  and  upon  the  amount  of  water  and  binder  used.  Trap 
rock  requires  two  or  three  times  as  much  rolling  as  most  stone.  The  usual 
speed  of  steam  rollers  is  2  to  2%  miles  per  hr.  The  amount  of  rolling 
required  varies  from  4  to  10  tons  of  broken  stone  per  hr. 

Settlement  in  Rolling  (3).  In  order  to  know  the  depth  of  loose  broken  stone  to 
be  spread  to  give  a  required  depth  after  rolling,  it  is  necessary  to  know  the  settlement 
due  to  rolling.  The  apparent  settlement  depends  upon  the  nature  of  the  subgrade, 
that  is,  upon  the  amount  of  stone  forced  into  the  earth.  The  maximum  actual  settle- 
ment is  probably  less  than  20%.  In  the  case  of  a  subgrade  so  hard  that  wagons  haul- 
ing stone  made  no  ruts,  54$  in  of  trap  rock  1H  to  21^  in  in  diameter,  rolled  with  a  12- 
ton  steam  roller  down  to  4  in,  and  1%  in  rolled  down  to  6  in.  With  hard  limestone 
6  in  loose  rolled  down  to  4%  in. 

Applying  Screenings.  In  some  specifications  it  is  stated  that  the  voids 
in  the  foundation  course  shall  be  filled  with  stone  screenings,  sand,  or 
gravel,  the  fine  binding  material  to  be  thoroly  swept  in,  watered,  and  rolled. 
No  surplus  material,  however,  is  allowed  to  remain  on  the  surface  of  the 
foundation  course.  This  method  of  construction  provides  a  firmer  founda- 
tion than  where  the  voids  between  the  stone  are  not  so  filled.  The  same 
treatment  is  also  frequently  used  to  facilitate  the  rolling  of  the  foundation 
course  where  the  stone  is  of  such  a  character  that  it  will  not  readily  compact 
under  the  action  of  the  roller.  Screenings  are  generally  used  in  connection 
with  the  construction  of  the  upper  course.  When  this  course  has  been 
firmly  compacted,  the  surface  is  covered  with  a  layer  of  stone  screenings 
and  thoroly  sprinkled  with  water,  which  washes  the  screenings  into  the 
voids  in  the  stone.  More  screenings  are  added  as  desired  and  rolling  is 
continued,  the  surface  being  sprinkled  in  front  of  the  roller.  When  the 
proper  amount  of  water  and  screenings  has  been  used,  a  wave  of  grout 
Ni  pushed  along  in  front  of  the  roller.  A  coating  of  screenings  should 
over  the  entire  surface,  no  more  being  used  than  is  necessary  to 
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cover  the  stone.  The  stone  screenings  resulting  from  the  crushing  of  the 
rock  with  which  the  first  two  courses  are  filled  are  generally  used  for  the 
hinder. 

Amount  of  Binder  (3).  The  amount  of  binder  required  depends  upon  the 
character  of  the  stone  and  upon  the  amount  of  rolling  it  has  received  before  the  binder 
■  spread.  If  the  voids  after  rolling  are  about  22%,  the  completed  road  having  about 
5%  voids,  enough  binder  must  be  added  to  fill  about  17%  of  voids.  The  binder 
contains  about  60%  voids,  so  about  25%  of  binder  will  be  required.  For  example, 
(or  trap  macadam  15  ft  wide,  average  thickness  5  in,  100  ft  long,  the  amount  of  binder 
mold  be  calculated  as  follows:  15  X  100  X  0.42  =  630  cu  ft  per  100  lin  ft;  as  25% 
of  830  «  157  cu  ft  voids;  screenings  or  binder  weigh  approximately  2500  lb  per  cu 
yd,  or  98  lb  per  cu  ft,  157  X  93  »  7.2  tons  of  binder  required. 

The  Illinois  Highway  Commission's  Instructions  to  Its  Engineers  (26)  covering  the 
construction  of  broken  stone  roads  are  as  follows: 

"Placing  Stone.  On  all  roads  except  very  narrow  ones,  the  placing  of  stone 
should  begin  on  the  end  nearest  the  stone  pile  and  be  carried  from  it  so  that  the  stone 
read  will  be  available  for  hauling  the  stone.  A  12-ft  water-bound  macadam,  8  in 
thick,  requires  18  cu  yd  per  100  ft  in  each  course  of  stone.  To  get  this  quantity  the 
wagons  should  be  measured  and  the  capacity  chalked  on  the  sides,  if  they  vary.  If 
all  are  of  practically  the  same  capacity,  it  is  unnecessary  to  mark  them.  In  meas- 
uring, make  liberal  allowance  for  heaping  above  the  boards.  Having  determined 
the  capacity  of  the  wagons,  figure  the  distance  each  load  should  cover  and  give  the 
dumper  a  stick,  cut  for  the  distance  the  wagons  should  be  spaced  when  dumped. 
The  loads  should  be  dumped  in  the  middle  of  the  subgrade.  If  the  loads  vary,  the 
measuring  stick  should  have  notches  properly  marked  for  each  sise  of  wagon.  The 
anal  tendency  is  to  use  too  much  stone  and  the  amount  used  should  be  checked  after 
each  spreading,  to  be  sure  that  the  stone  does  not  exceed  the  thickness  shown  on 
the  plans.  As  an  additional  check,  use  the  car  weights  of  the  stone,  and  determine 
whether  at  2500  lb  per  cu  yd  it  will  cover  the  proper  amount  of  roadway.  The  quantity 
of  atone  required  for  a  road  of  any  other  width  or  thickness  should  be  checked  in  the 
bum  manner. 

"Spreading  Stone.  When  a  sufficient  amount  of  stone  has  been  dumped,  it  should 
be  spread  with  a  road  machine.  The  following  method  is  most  satisfactory:  Set 
the  blade  square  across  the  road  and  use  two  teams,  hitched  tandem,  on  the  grader. 
For  the  first  three  or  four  trips,  drive  in  the  middle  with  the  blade  held  level  and 
drag  the  stone  lengthwise  of  the  road,  allowing  it  to  spread  what  it  will,  scraping 
only  the  tops  of  the  loads  at  first.  Then  set  the  blade  to  throw  material  towards 
the  shoulder  and  make  the  rounds  on  the  sides,  holding  the  blade  to  conform  to  the 
crown  of  the  road.  If  depressions  appear  as  the  spreading  progresses,  do  not  add 
additional  stone,  but  keep  dragging  with  the  grader  until  the  surface  is  uniform.  Give 
the  stone  a  final  touching  up  with  hand  rakes. 

"Harrowing.  Both  courses  of  stone  are  to  be  harrowed  after  they  are  spread,  but 
i»  so  case  should  the  harrow  be  expected  to  spread  the  stone  or  remove  depressions. 
The  use  of  the  harrow  is  to  bring  the  larger  stone  to  the  surface  and  to  shake  down 
«ny  small  material  that  may  be  mixed  with  it  The  harrowing  is  also  important  on 
the  top  course  of  poured  bituminous  macadam  to  shake  the  dust  from  the  individual 
■tones,  giving  a  clean  surface  for  the  bitumen.  Usually  three  or  four  trips  over  a 
given  area  are  required,  but  where  the  2^-in  stone  comes  very  dirty,  on  account  of 
cinders  in  the  bottom  of  the  car  or  under  the  storage  pile,  a  greater  amount  of  harrow- 
ing may  be  required.     Dirty  stone  should  never  be  used  for  the  top  course. 

"Rolling  Stone.  The  roller  must  be  run  at  not  to  exceed  100  ft  per  min.  The 
raffing  should  begin  at  the  edge  of  the  macadam  on  lower  course  work,  and  the  roller 
should  work  towards  the  crown  line  about  half  a  wheel  width  at  a  trip.  When  one 
aide  has  been  gone  over,  the  other  side  should  be  rolled  and  the  rolling  continued  alter- 
nately on  each  side  of  the  macadam  until  the  stone  is  thoroly  compacted.  On  the  upper 
coarse  the  rolling  should  begin  on  the  shoulder  and  should  be  done  in  the  same  general 
way  as  for  the  lower  course  except  that  it  should  begin  5  ft  out  on  each  shoulder. 
The  condition  of  the  surface  must  be  studied  carefully  until  it  is  properly  compacted. 
The  condition  to  be  attained  is  to  have  the  stone  keyed  together  so  that  it  will  not 
be  greatly  disturbed  by  a  load  going  over  the  surface.  If  Chester  stone  is  used,  it  is 
Possible  to  roll  too  much,  causing  the  stone  to  spall.    The  Joliet  stone,  if  rolled  too 
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long,  will  wemtLpmooth  from  abrasion  under  cfae  roller  and  become  loose.    With  either 
stone,  therefore,  the  rolling  must  be  watched  carefully. 

"Spreading  Screenings.  After  the  second  course  of  stone  has  been  properly 
rolled,  the  screenings  shall  be  spread  from  piles  dumped  alongside  the  road.  It  will 
require  from  4  to  5  cu  yd  of  screenings  per  100  ft  of  12-ft  road.  The  screenings  should 
be  dumped  half  loads  in  a  place  and  hauled  before  the  top  course  of  stone  is  rolled, 
and  must  be  dumped  far  enough  from  the  stone  to  permit  rolling  the  shoulder  next  to 
the  stone.  The  screenings  should  be  spread  with  square-end  shovels,  being  whipped 
into  the  voids  from  the  shovels.  The  screenings  should  not  be  thrown  on  the  road 
surface  in  bunches.  After  the  screenings  have  been  spread,  the  surface  should  be 
gone  over  with  a  stiff  brush  to  distribute  the  screenings  uniformly.  After  the  screen* 
ings  have  been  spread,  they  should  be  watered  lightly  and  allowed  to  stand.  A  good 
plan  is  to  arrange  the  work  so  that  the  screenings  are  spread  and  watered  just  before 
the  close  of  a  day's  work.  In  the  morning  a  second  light  sprinkling  may  be  applied 
and  the  surface  rolled.  If  the  screenings  are  of  such  a  nature  that  when  wet  they  stick 
to  the  roller,  they  should  be  wet  by  driving  the  sprinkler  on  the  shoulder  and  spraying; 
the  water  on  the  surface  from  one  spray  nozzle.  Then  allow  the  surface  to  dry  until 
the  roller  does  not  stick,  and  roll  thoroly.  Repeat  the  process  of  wetting  and  rolling 
a  few  days  after  the  first  finding  and  keep  traffic  off  until  the  screenings  set.  In 
hot,  dry  weather,  2  days  are  sufficient;  in  cool  weather,  4  or  5  days  are  required. 
The  final  rolling  should  be  done  driving  the  sprinkling  wagon  immediately  ahead  of 
the  roller.  The  surface  at  this  time  should  be  so  compact  that  the  water  flushes  to 
the  top  under  the  action  of  the  roller.  Care  must  at  all  times  be  used  not  to  apply 
so  much  water  as  to  soften  the  subgrade.  If  this  happens,  keep  the  roller  off  that 
portion  of  the  road  until  the  foundation  has  had  time  to  dry.  After  the  road  has 
been  opened  for  traffic,  watch  carefully  for  any  signs  of  raveling  and  patch  them  as 
soon  as  they  appear.  To  do  so,  loosen  the  surface  stones  wnere  the  break  appears, 
add  a  few  additional  stones,  roll,  cover  with  screenings,  and  sprinkle.  When  the 
road  is  opened  to  traffic,  it  should  have  from  Jf  to  H  in  of  screenings  on  the  surface," 

10.    Specifications  for  Construction 

Am.  Soc  Mun.  Imp.  (12).  For  sections  covering  physical  properties  and  sices 
of  broken  stone,  see  Art.  7. 

"General  Description.  The  broken  stone  road  shall  consist  of  three  courses  of 
broken  stone,  separately  constructed,  laid  to  conform  to  the  required  grades  and 
cross-sections  and  constructed  as  hereinafter  specified. 

"First  Course.  After  the  subgrade  or  subbase  course  shall  have  been  prepared  as 
specified,  a  course  of  No.  4  broken  stone  shall  be  evenly  spread  so  that  it  shall  have 
after  rolling  the  required  thickness  of  3K  hi*  The  depth  of  loose  broken  stone  shall 
be  gaged  by  the  use  of  strings  between  iron  stakes,  as  directed.  The  spreading  of 
the  broken  stone  must  be  from  piles  dumped  on  boards  provided  for  the  purpose  or 
from  piles  dumped  alongside  the  road,  or  as  directed  by  the  Engineer.  This  course 
shall  be  thoroly  rolled  with  a  10  to  15-ton  road  roller.  The  rolling  shall  begin  at 
the  sides  of  the  road  and  continue  towards  the  center  and  shall  be  kept  up  until  there 
is  no  disturbance  of  the  stone  ahead  of  the  roller.  After  the  completion  of  the  rolling, 
no  teaming  other  than  that  necessary  for  bringing  on  the  broken  stone  for  the  next 
course  shall  be  allowed  over  the  rolled  broken  stone.  Should  it  be  apparent  after  the 
rolling  of  the  first  course  that  the  subgrade  material  shall  have  become  churned  up 
into  or  mixed  with  the  broken  stone  of  this  course,  whether  by  reason  of  the  rolling, 
or  by  hauling  over  the  broken  stone  or  otherwise,  the  Contractor  shall  at  his  own  ex- 
pense remove  and  replace  such  mixture  of  subgrade  material  and  broken  stone  with 
clean  broken  stone  of  the  proper  size  and  shall  roll  the  material  to  produce  a  uniform, 
firm  and  even  first  course  as  required. 

"Second  Course.  On  the  completed  first  course  shall  be  spread,  in  the  manner 
specified  in  the  preceding  paragraph,  No.  3  broken  stone  to  form  the  second  course. 
This  broken  stone  shall  be  evenly  spread  to  such  a  depth  that  it  shall  have  after  rolling 
the  required  thickness  of  2)4  in.  After  the  second  course  shall  be  compacted  under 
the  same  provisions  as  prescribed  for  the  first  course,  it  shall  be  evenly  covered  with 
^  layer  of  screenings.  The  quantity  of  screenings  to  be  used  shall  be  just  sufficient 
ir  the  larger  stones  and  care  shall  be  exercised  to  avoid  the  use  of  an  excess 
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of  the  screenings.  This  covering  shall  then  be  rolled  as  heretofore  provided.  When 
the  rolling  shall  have  been  completed  the  surface  of  the  second  course  shall  be  firm, 
even  and  true  to  the  lines,  grades  and  cross-sections. 

"Third  Course.  On  the  completed  second  course  shall  be  spread  in  the  manner 
tbove  specified  for  the  first  course  No.  3  broken  stone  to  form  the  third  course.  This 
broken  stone  shall  be  evenly  spread  to  such  a  depth  that  it  will  have  after  rolling 
the  required  thickness  of  Z\i  in.  After  the  third  course  shall  have  been  compacted 
uder  the  same  provisions  as  prescribed  for  the  first  course,  it  shall  be  evenly  covered 
with  a  thin  layer  of  screenings.  The  quantity  of  screenings  to  be  used  shall  be  just 
sufficient  to  cover  the  larger  stones  and  care  shall  be  exercised  to  avoid  the  use  of 
ts  excess  of  the  screenings.  This  covering  shall  then  be  rolled  as  heretofore  provided 
except  that  water  shall  be  used  in  connection  with  the  rolling  as  follows:  After  the 
Kreenings  shall  have  been  lightly  rolled,  water  shall  be  sprinkled  on  the  road  surface 
jnst  ahead  of  the  roller  in  such  quantity  as  will  prevent  the  sticking  to  the  wheels  of 
the  roller  of  the  fine  material  on  the  surface,  and  the  combined  spreading  of  screenings, 
watering  and  rolling  shall  be  continued  until  the  voids  of  the  broken  stone  become 
a>  filled  with  the  finer  partkJes  as  to  result  in  a  wave  of  grout  being  pushed  along 
the  road  surface  by  the  front  wheel  of  the  roller.  When  the  rolling  shall  have  been 
completed  the  surface  of  the  third  course  shall  be  firm,  even  and  true  to  the  lines, 
grades  and  cross  sections.  After  the  third  course  has  been  compacted,  puddled  and 
filed  as  above  specified,  it  shall  be  evenly  covered  with  a  thin  layer  of  screenings. 
Should  at  any  time,  after  its  construction  and  prior  to  the  acceptance  of  the  road, 
the  larger  stone,  be  visible  in  the  surface  of  the  road,  the  Contractor  shall,  without 
extra  allowance,  spread,  sprinkle  and  roll  sufficient  screenings  to  completely  cover 
die  same. 

"  IfSASUBmcKNT  amd  Payment.  The  quantity  of  broken  stone  road  to  be  paid  for 
ebaH  be  the  number  of  square  yards,  measured  horizontally,  satisfactorily  completed 
fe  accordance  with  the  specifications.  The  price  stipulated  shall  include  the  furnish- 
ing, crushing  and  screening  of  the  different  sizes  of  broken  stone,  the  placing,  rolling 
nd  watering  of  the  broken  stone,  and  all  work  and  expenses  incidental  to  the  com- 
pletion of  the  broken  stone  road. 

Mass.  Highway  Comm.  specifications,  substantially  as  used  by  many  states, 
comities  and  municipalities  in  New  England,  are  as  follows: 

'Before  the  surfacing  is  spread  the  road-bed  shall  be  shaped  to  a  true  surface  con- 
to  the  proposed  cross-section  of  the  highway  and  rolled  by  a  steam  roller. 
All  depressions  occurring  must  be  filled  with  suitable  material  and  again  rolled,  until 
the  surface  hi  smooth  and  hard. 

"Broken  stone  shall  be  spread  and  rolled  on  the  road-bed  prepared  as  hereinbefore , 
described,  as  follows: 

"The  width  of  the  broken  stone  shall  be  18  ft. 

"All  broken  stone  used  shall  be  laid  in  layers  or  courses.  The  lower  course  shall 
consist  of  stones  that  will  pass  thru  a  ring  of  2K  hi  in  diameter  and  will  not  pass 
thro  a  ring  \\i  in  in  diameter;  the  upper  course  shall  consist  of  stones  that  will 
P*»  thru  a  ring  IK  in  in  diameter  but  will  not  pass  thru  a  ring  >£  in  in  diameter. 

"The  lower  course  shall  be  4  in  deep  at  the  center  and  3  in  deep  at  the  sides  after 
nffing.  The  upper  course  shall  be  2  in  deep  at  the  center  and  2  in  deep  at  the  sides 
after  rolling. 

"After  the  two  courses  above  described  are  thoroly  compacted,  broken  stone  screen- 
ed shall  be  thinly  spread  over  the  stone  surface,  watered  and  rolled  until  the  mud 
fabes  to  the  surface.  As  the  stone  screenings  are  watered  and  rolled,  voids  between 
to>  larger  stones  will  appear  in  the  surface  and  this  operation  of  thinly  spreading  the 
•oeenings,  watering  and  rolling,  and  flushing  out,  shall  be  continued  until  the  surface 
h  completed  to  the  satisfaction  of  the  Engineer.  Screenings  so  used  shall  not  be 
hrper  than  will  pass  thru  a  3^-in  mesh  sieve.  Whenever  the  Engineer  may  direct, 
"oads  shall  be  allowed  to  dry  out  between  periods  of  watering  and  rolling. 

"Each  course  shall  be  rolled  separately  by  a  steam  roller  and  evened  up  with  material 
of  the  same  size  and  quality  as  has  been  used  in  that  particular  course,  and  to  the 
■"■faction  of  the  Engineer. 

"All  broken  stone  shall  be  spread  from  carts  by  hand,  or  from  a  dumping  board, 
or  from  self-spreading  carts  which  shall  be  of  a  type  approved  by  the  Engineer.  No 
•oft  or  disintegrated  stone  shall  be  used. 
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'If  so  ordered  by  the  Engineer  the  thickness  of  the  broken  stone  shall  be  increased 
or  diminished  at  such  points  as  he  may  direct. 

"The  finished  surface  of  the  road  shall  present  such  crown  as  shall  be  directed  by 
the  Engineer." 

New  York  Commission  of  Highways.  "  The  sizes  of  all  stone  used  under  theae  speci- 
fications shall  be  determined  by  the  size  of  screen  aperture  thru  which  the  stone  will 
pass  when  revolved  in  a  rotary  screen.    They  shall  be  designated  as  follows: 

Diameter  op  Aperture 
Min.  Max. 

K-in  square Screenings 

li-in  square  %-in  circular No.  1 

H-in  circular         l}£-in  circular No.  2 

lM-in  circular         2>£-in  circular No.  3 

2#-in  circular         8>£-in  circular No.  4 

"Broken  stone  shall  be  clean  and  sharp  angled,  shall  pass  the  standard  tests  for 
abrasion  and  toughness  as  adopted  by  the  Am.  Soc  Tear.  Mat.,  and  shall  be  approved 
by  the  Bureau  of  Tests  and  acceptable  to  the  engineer  before  being  used. 

"Field  stones,  boulders  or  fence  stones  which  are  crushed  for  macadam  purposes 
shall  be  6  or  more  inches  in  diameter,  if  consisting  of  rounded  cobbles.  If  of  the  flat 
variety,  the  minimum  thickness  shall  be  2  in,  which  latter  requirement  will  also  apply 
to  laminated  quarry  stone. 

"If  after  trial  it  is  found  that  partially  developed  quarries,  ledges  or  other  sources 
of  supply  do  not  furnish  a  uniform  product,  or  if,  for  any  reason,  the  product  from 
any  source,  at  any  time,  proves  to  be  unsatisfactory  to  the  engineer,  said  engineer 
may  require  the  contractor  to  furnish  stone  from  other  sources  of  supply,  and  the 
contractor  shall  have  no  claim  for  increased  payment  on  account  of  such  requirement. 

"  The  contractor  shall  furnish  one  or  more  stone  crushing  plants  of  type,  composition, 
and  capacity  satisfactory  to  the  engineer.  The  rotary  screens  shall  be  provided  with 
openings  of  size  and  shape  given  under  Stone  Sizes,  unless  otherwise  ordered  by  the 
engineer. 

"All  crushing  plants  installed  on  the  work  shall  be  fitted  up  with  a  tailing  chute 
so  that  no  stone  will  reach  the  bins  other  than  that  which  passes  thru  the  proper  screen. 

"All  stone  must  be  of  the  required  size  when* placed  in  the  roadway,  and  no  break- 
ing up  of  stone  by  hammers  or  otherwise  will  be  permitted  after  the  stone  has  been 
placed  in  the  work. 

"In  no  case  shall  any  constituent  of  macadam  pavement  be  dumped  into  place  in 
mass;  the  final  placing  shall  be  by  shovel  or  by  thin  spreading  such  that  no  appreciable 
fall  occurs. 

"The  spreading  of  any  layer  or  course  of  broken  stone,  gravel  or  filler,  whether- in 
foundation,  bottom  or  top  courses,  shall  be  done  from  suitable  spreader  wagons  or 
from  piles  dumped  along  the  road  as  directed  by  the  Engineer. 

"No  segregation  of  large  or  fine  particles  will  be  allowed,  but  the  stone  as  spread 
shall  be  well  graded  with  no  pockets  of  fine  material. 

"The  quantity  to  be  paid  for  under  this  item  shall  be  the  number  of  cubic  yards 
of  compacted  material  in  place  in  the  completed  course.  The  amount  to  be  estimated 
shall  be  computed  by  multiplying  the  finished  cross-section  of  the  bottom  course  as 
shown  on  the  plans  or  ordered  by  the  Engineer,  by  the  length  of  the  bottom  course 
measured  along  the  axis  of  the  pavement. 

"After  the  subgrade  or  foundation  course  shall  have  been  properly  prepared  and 
proper  drainage  provided,  a  course  of  broken  stone  or  graded  No.  3  or  No.  4  size  or 
a  uniform  mixture  of  same  shall  be  spread  evenly  so  that  it  will  have  after  rolling 
the  required  thickness.  If  specifically  allowed  by  the  Engineer  a  limited  amount  of 
No.  2  stone  may  be  used  in  the  bottom  course. 

"In  cases  where  the  finished  thickness  of  the  bottom  course  is  to  be  more  than  5  in, 
the  broken  stone  or  gravel  for  it  shall  be  spread,  rolled  and  filled  in  two  separate  layers 
neither  of  which  shall  be  of  a  greater  depth  than  6  in  measured  loose. 

"The  depth  of  loose  stone  in  all  cases,  whether  in  foundation,  bottom  or  top  courses, 
shall  be  gaged  by  the  use  of  cubical  blocks  of  suitable  size. 

"  Mtor  the  bottom  course  of  stone  has  been  laid  loose  it  shall  be  thoroly  rolled  with 
oved  roller  weighing  not  less  than  10  tons. 


Art.  10  Specifications  for  Construction  583 

"This  rolling  must  begin  at  the  sides  and  continue  toward  the  center  and  shall 
continue  until  there  is  no  disturbance  of  the  stone  ahead  of  the  roller.  After  the 
■tone  is  thoroly  compacted,  No.  1  stone  or  gravel,  and  screenings  or  sand,  or  a  mixture 
of  these,  shall  be  uniformly  spread  upon  the  surface  and  swept  in  with  the  rattan  or 
•ted  brooms  and  rolled  dry.  After  the  completion  of  the  rolling  no  teaming  other  than 
that  necessary  for  bringing  material  for  the  next  course  shall  be  allowed  over  the 
rolled  material.  It  is  the  intention  to  bind  this  course  with  the  small  stone,  but  not 
to  use  so  much  that  a  good  bond  will  not  be  secured  between  the  bottom  and  top 


"When  two  courses  of  bottom  stone  are  laid  each  course  shall  be  treated  by  rolling 
and  q*M"»g  fine  material  as  described  above. 

"If  the  subgrade  material  shall  become  churned  up  into  or  mixed  with  the  bottom 
or  subbottom  courses  thru  the  Contractor's  hauling  over  it  or  working  on  it  when  the 
subgrade  is  in  a  wet  condition,  the  Contractor  shall  at  his  own  expense  remove  such 
suxture  of  subgrade  material  and  broken  stone  and  replace  it  with  clean  broken  stone 
of  the  proper  size,  and  shall  roll  or  otherwise  compact  the  material  so  as  to  produce 
a  uniform,  firm  and  even  bottom  course. 

"If  the  above  condition  occurs  thru  no  fault  of  the  Contractor,  the  Contractor 
shall  be  paid  both  for  excavating  and  replacing  under  the  items  Excavation  and  Bottom 
Course  respectively. 

"All  filler  for  top  and  bottom  courses  shall  be  delivered  and  piled  alongside  the 
road  before  the  course  in  which  it  is  to  be  used  is  placed. 

"The  top  course  shall,  except  as  noted  below,  consist  of  No.  3  broken  stone  as  shown 
OB  the  plans  and  of  the  thickness  shown  thereon,  together  with  the  binder  necessary 
to  properly  fill  and  bind  the*  course.  The  binder  shall  consist  of  screenings  and  No. 
1  stone  mixed. 

"The  No.  3  stone  shall  be  spread  evenly  upon  the  bottom  course,  using  cubical 
blocks  for  gaging,  to  such  a  depth  as  to  insure  the  required  thickness  after  it  shall 
save  been  thoroly  rolled  and  compacted.  Care  shall  be  used  in  the  spreading  of 
the  stone  that  no  irregularities  in  the  contour  shall  develop  in  the  rolling;  every  such 
irregularity  that  does  occur  the  Contractor  shall  remove  before  adding  the  smaller 
material.  The  rolling  shall  be  done  with  a  10  to  12  ton  self-propelled  roller  of  approved 
pattern,  and  shall  be  continued  until  the  layer  of  stone  does  not  creep  or  wave  ahead 
of  the  roller. 

"After  the  stone  has  been  compacted  to  the  satisfaction  of  the  Engineer,  a  light  coat- 
ing of  binder  shall  be  spread  on  dry  by  shovelling  from  piles  previously  placed  along- 
side the  pavement,  and  immediately  swept  in  and  thoroly  rolled.  Care  must  be 
taken  thruout  to  add  the  binder  only  in  light  coatings  and  to  thoroly  sweep  each 
mnmting  in  order  that  the  maximum  amount  of  binder  may  be  worked  in  to  fill  the 
vofthv  The  spreading  and  sweeping  and  rolling  shall  be  continued  until  no  more 
binder  will  go  in  dry,  after  which  the  macadam  shall  be  sprinkled  until  saturated,  the 
sprinkler  being  followed  by  the  roller.  If  the  subgrade  should  become  wet  to  such 
as  extent  that  the  pavement  becomes  unstable  and  waves  under  the  roller,  the  roller 
shall  be  taken  off  and  this  portion  left  to  dry  out  before  puddling  is  resumed. 

"More  screenings  shall  be  added  where  necessary,  and  the  sweeping,  sprinkling, 
sad  rolling  shall  continue  until  a  grout  has  been  formed  that  shall  fill  all  the  voids 
and  be  pushed  into  a  wave  by  the  wheels  of  the  roller.  After  the  wave  of  grout  has 
been  produced  over  the  whole  section  of  the  macadam  this  portion  shall  bo  left  to 
dry  out,  after  which  it  shall  be  opened  to  traffic  The  macadam  shall  be  repuddled 
aad  back-rolled  on  succeeding  days  as  much  as  may  be  necessary  to  secure  satisfactory 
remits.  The  macadam  shall  then  be  covered  with  a  wearing  carpet  of  screenings 
at  least  H  in  thick;  this  wearing  carpet  shall  be  maintained  and  renewed  until  the 
whole  road  is  accepted.  During  all  the  working  hours  when  the  roller  is  not  needed 
for  rolling  the  fills,  subgrade,  shoulders,  and  unfinished  courses  of  the  pavement,  it 
shaD  be  employed  in  back-rolling  the  earlier  portions  of  the  macadam." 

Tennessee  Method  (36),  used  on  an  8-mile  section  of  the  Memphis-Bristol  High- 
way in  Tennessee,  consisted  in  separating  the  screenings  into  two  sixes,  one  size  being 
from  J4  to  \i  in  and  the  other  the  dust  of  fracture,  and  putting  these  two  sizes  on 
the  road  in  separate  operations.  The  adoption  of  the  following  specifications  for 
buikung  a  water-bound  broken  stone  road,  both  as  to  the  method  of  proportioning  the 
rock  and  as  to  sprinkling,  is  advocated. 
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1.  The  subgrade  shall  be  thoroly  rolled  until  it  is  firm  and  compact,  with  the 
proper  crown  of  X  in  per  ft  * 

2.  On  this  shall  be  placed  6  in  of  No.  1  grade  rock,  ranging  in  size  from  1>£  to 
8  in.  This  shall  be  spread  uniformly  and  rolled  dry  until  the  rock  does  not  creep 
before  the  roller,  or  creeps  just  enough  to  set  it  in  place  without  crushing. 

3.  Then  2  in  of  stone  of  No.  2  grade,  ranging  in  size  from  M  to  1>$  in,  shall  be 
spread  uniformly,  sprinkled,  and  rolled  thoroly  into  the  voids  of  the  No.  1  grade. 

4.  Then  fi  in  of  the  coarse  material  from  the  screenings,  consisting  of  sizes  from 
M  to  ^  in,  shall  be  spread  uniformly,  sprinkled,  and  rolled  thoroly  Into  the  voids 
of  the  No.  2  grade. 

5.  Finally,  \i  in  of  the  dust  from  the  screenings  shall  be  spread,  preferably  by  hand 
from  shovels,  thoroly  soaked,  and  rolled  to  a  finish. 

"This  method  gave  a  surface  which  is  virtually  impervious  to  water  and  was  least 
affected  by  automobile  traffic  than  the  ordinary  type  of  broken  stone  road.  From 
the  contractor's  point  of  view  it  was  found  practicable  to  care  for  100  cu  yd  of  broken 
stone  per  day  with  one  10-ton  roller,  while  with  other  types  of  broken  stone  roads 
it  was  found  difficult  to  properly  roll  one-half  this  quantity  and  secure  the  proper  bond." 

Road  Board  of  England.  "These  general  directions  are  intended  for  use  in  cases 
where  a  new  surface  coating  is  to  be  laid  with  steam  rolled  water-bound  fr»n-adam 
on  any  road  which  has  a  proper  foundation  or  subcrust  of  adequate  thickness. 

"Trial  Trenches.  Before  laying  the  new  surface  the  thickness  of  the  old  crust 
including  the  foundation  should  be  ascertained  by  opening  trial  trenches  at  intervals 
averaging  about  150  yd  apart,  extending  from  the  side  to  the  center  of  the  road,  such 
trenches  to  be  made  alternately  on  opposite  sides  of  the  road.  A  careful  record  of 
the  facts  disclosed  by  these  trenches  should  be  kept  with  plans  and  sections  for  future 
reference. 

"If  a  proper  foundation  or  subcrust  of  adequate  thickness  does  not  exist,  or  if  the 
road  is  weak  at  the  haunches,  the  following  steps  should  be  taken. 

"In  the  case  of  heavily  trafficked  roads  the  haunches  should  be  strengthened  and 
the  crust  thickened  either  with  stone  of  any  kind  suitable  for  bottoming  work,  broken 
to  a  gage  of  from  3  to  4  in,  or  with  hard  core,  clinkers  or  other  suitable  materials* 
according  to  the  nature  of  the  subsoil.  In  some  cases,  where  the  surface  of  the  broken 
stone  after  being  steam  rolled  is  sufficiently  smooth  for  the  purpose  of  traffic,  it  may 
be  possible  to  allow  the  bottoming  material  to  be  used  as  the  wearing  surface  of  the 
road  for  a  short  period,  not  exceeding  12  months,  if  it  is  important  for  financial  reasons 
to  postpone  for  that  period  the  laying  down  of  the  final  surface  coating  in  accordance 
with  the  other  provisions  contained  in  these  general  directions. 

"Total  Thickness  op  Crust.  Even  when  there  exists  a  good  natural  foundation, 
the  total  thickness  of  the  road  crust,  including  the  old  and  the  new  macadam  after 
consolidation  by  rolling,  should  not  be  less  than  4  in.  In  the  case  of  well  drained 
subsoil,  which  cannot  be  materially  softened  by  the  infiltration  of  surface  water,  the 
total  thickness,  including  the  new  consolidated  surface  coating  as  well  as  the  sub- 
crust and  foundations,  if  any,  should  not  under  ordinary  circumstances  be  less  than 
5  in.  In  the  case  of  fairly  hard  clay  or  other  yielding  subsoils,  the  total  thickness, 
including  foundations,  should  not  be  less  than  9  in.  In  the  case  of  soft  wet  clay  or  bog 
or  marshy  subsoil,  foundations  of  a  special  character  may  be  required. 

"  Thickness  op  New  Surface  Coating.  The  thickness  of  the  new  surface  coating 
of  macadam  when  consolidated  by  rolling  should  be  from  2  to  3  in,  according  to  the 
traffic  requirements.  If  it  is  desired  that  the  new  coating  should  have  a  greater  thick- 
ness than  3  in  when  consolidated,  the  stone  should  be  applied  in  two  coatings  separately 
rolled. 

"Cross-Fall.  The  finished  surface  should  have  a  cross-fall  of  1  in  24,  or  >£  in  to 
the  ft.  If  the  old  crust  is  not  sufficiently  thick  at  the  crown  to  enable  this  croas-faJ] 
to  be  obtained  when  a  new  coating  of  the  thickness  above  mentioned  is  superadded, 
the  old  surface  should  be  left  intact  and  unscarified,  and  the  thickness  of  the  new 
coating  of  macadam  should  be  increased  as  far  as  may  be  necessary.  If  the  crust  is 
of  ample  thickness,  but  the  cross-fall  excessive,  it  should  be  reduced  by  scarifying  the 
surface  and  removing  material  from  the  crown  to  the  sides  previous  to  the  application 
of  the  new  coating.  The  material  so  loosened  by  scarifying  should  be  screened,  and 
material  finer  than  H  hi  should  be  put  on  one  side  to  be  used  for  top  drawing  during 
ig  operations. 
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"■  Slots  and  Scbbbnings.  The  road  stone  for  the  new  surf  ace  coating  should  be  stone 
of  approved  quality,  broken  as  cubically  as  possible,  and  should  contain  about  70% 
of  atone  which  will  pass  thru  a  234-in  ring,  but  which  will  not  pass  thru  a  ljf-in  ring; 
about  20%  which  will  pass  thru  a  l&-in  ring,  but  which  will  not  pass  thru  a  screen 
with  rods  MAn  apart.  The  screenings  forming  the  residue  from  the  above,  which 
will  be  obtained  by  the  use  of  the  Jtf-in  rod  screen,  should  be  kept  separate  and  used 
as  a  top  dressing  during  rolling  operations. 

"Spxbadinc.  The  stone  must  be  spread  by  careful  men  selected  for  their  knowledge 
and  experience  of  such  work,  as  the  durability  and  evenness  of  wear  of  the  surface 
obtained  by  steam  rolled  coatings  greatly  depend  on  judicious  uniform  spreading. 
The  whole  of  the  stone  should  be  turned  over  in  the  process  of  spreading.  Care  must 
he  taken  not  to  allow  the  stone  to  be  tipped  upon  the  road  close  to  the  point  of  spread- 
ing, as  this  prevents  a  thoro  turning  over  of  the  material  in  the  act  of  spreading.  When 
stones  are  transported  by  rail  or  by  road  over  long  distances,  the  different  sizes  of  stone 
are  nable  to  separate  themselves,  and  it  is  important  that  during  the  act  of  spreading 
they  should  be  well  mixed  so  as  to  obviate  the  possibility  of  having  larger  stones  on 
some  parts  of  the  road  and  smaller  stones  on  other  parts. 

"Note.  One  ton  to  cover  8  to  9  sq  yd  may  be  taken  as  an  average  quantity  required 
to  give  a  consolidated  thickness  of  8  in. 

"When  stones  are  spread  in  thick  coatings  so  that  1  ton  covers  less  than  8  yd,  there 
is  a  greater  liability  to  unequal  consolidation,  inasmuch  as  stones  are  pushed  in  front 
of  the  roller  until  the  roller  surmounts  them  and  thus  a  corrugated  or  wavy  surface 
si  formed. 

"Rouuno.  The  rolling  should  be  carried  out  by  a  roller  of  a  weight  of  about  10 
tons.  This  must  be  in  charge  of  a  skilled  driver  who  has  been  specially  trained  for  the 
purpose.  The  macadam  should  be  consolidated  by  starting  the  work  at  the  sides  and 
gradually  working  towards  the  center.  No  water  or  binding  should  j  be  applied  until 
dry  rolling  has  been  carried  out  to  a  sufficient  extent  to  form  a  smooth,  hard  surface 
with  the  correct  cross-fall,  with  the  stones  well  knit  together  and  showing  their  faces 
on  the  surface.  The  cross-section  of  the  newly  rolled  surface  should  be  frequently 
checked  by  the  use  of  a  long  straight-edge  and  level  to  insure  that  the  cross-fall  of 
1  in  24  is  correctly  obtained.  No  spreading  or  rolling  is  to  be  carried  out  in  frosty 
weather.  When  the  road  can  not  be  entirely  closed  to  traffic  care  should  be  taken  to 
minimis*  inconvenience  to  the  traveling  public  during  the  progress  of  the  work  by 
mating  one-half  the  width  at  one  time.  No  unrolled  stone  should  be  left  on  the  road 
over  night.  Care  should  be  taken  not  to  leave  a  vertical  or  steep  edge  of  the  new 
wring,  but  the  edge  should  be  thinned  out  so  as  to  afford  an  easy  passage  from  the 
new  coating  to  the  old  surface.  Notice  boards  warning  the  public  that  steam  rolling 
work  is  in  progress  should  be  placed  at  reasonable  distances  from  each  end  of  the  work. 

"Binding.  The  binding  material  should  be  the  best  reasonably  obtainable.  It 
should  be  either  of  the  same  material  as  the  new  coating,  or  of  granite,  limestone,  or  slag 
chipping*,  or  failing  these  suitable  pit  gravel,  and  the  largest  stone  in  it  should  not 
exceed  J£  in  in  its  greatest  dimension.  The  binding  material  is  not  to  be  applied  until 
the  stones  have  been  tightly  rolled  as  above  described.  It  should  then  be  spread, 
watered  and  swept  over  the  surface  during  the  final  rolling  operations,  working  it  from 
the  ^^nnatXm.  towards  the  center  so  as  to  fill  the  interstices  or  voids  between  the  rolled 
stones.  Care  should  be  taken  not  to  use  more  binding  material  or  water  than  is  abso- 
lutely necessary  to  insure  proper  consolidation.  The  success  of  water-bound  steam 
rolling  so  greatly  depends  on  the  quality  and  quantity  of  the  binding  material  used 
that  extreme  care  should  be  taken  in  its  selection  and  application. 

"  Rbbolling.  In  some  cases  it  is  advisable  that  a  steam  rolled  water-bound  macadam 
surface  should  be  lightly  watered  and  rerolled  from  a  week  to  a  fortnight  after  the 
fist  roiling. 

"RaooBDB.  A  careful  daily  record  should  be  kept  of  all  particulars  of  the  work, 
the  number  of  men  employed,  the  time  occupied,  the  quantity  of  material  used,  the 
ana  of  new  coating  finished,  and  also  of  the  state  of  the  weather  and  other  details.' 


#» 


11.    Construction  Cost  Data 

Coats  of  broken  stone  roads  are  dependent  upon  availability  of  material 
and  costs  of  labor.     Local  field  stone  is  some  times  available,  with 
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hauls  to  a  crusher  located  where  both  water  and  coal  are  conveniently 
near,  all  near  the  road  to  be  constructed.  In  Buch  a  case  the  cost  of  the 
stone  rolled  in  place  on  the  road  may  be  as  low  as  SI. 25  per  ton,  or  about 
$3800  per  mile  of  road  15  ft  wide  and  6  in  thick.  If,  on  the  other  hand, 
the  stone  has  to  be  shipped  a  long  distance  by  rail  and  then  hauled  a  con- 
siderable distance  by  team  or  truck,  the  cost  of  the  stone  rolled  in  place 
on  tfie  road  may  exceed  $3  per  ton,  or  about  $10  000  per  mile. 

Following  is  a  list  of  items  and  costs  making  up  the  total  cost  of  a  broken 
stone  road  where  the  stone  is  imported  to  the  work,  the  average  haul  from 
railroad  being  2  miles,  with  labor  at  $0.22  per  hr,  and  double  team  and 
driver,  $0.60  per  hr: 

Crushed  stone  at  plant $0 .  60  per  ton 

Freight 0 .  56  per  ton 

Unloading  from  can 0 .  07  per  ton 

Hauling 0.46  per  ton 

Spreading 0 .  05  per  ton 

Watering 0 .07  per  ton 

Rolling 0. 12  per  ton 

Total $1.91  per  ton 

To  the  above  costs  must  be  added  all  overhead  costs,  including  office 
forces  and  insurance,  and  if  estimating  for  bidding,  the  profits  must  be 
added. 

Using  local  field  stone  and  a  portable  crusher  the  above  list  would  be  the 
same  except  that  in  place  of  the  first  three  items  there  should  be  substituted 
the  following: 

Cost  of  stone  at  crusher $0. 50  per  ton 

Cost  of  crushing 0 .25  per  ton 

Table  VI.— Cost  of  Hauling  Stone  on  Good  Roads   (22) 


Road  Number 

Price  per 
Hour  of 
Teams 

Length 

of  Haul 

Miles 

Cost 

per  Ton 

MUe 

Cost 
per  Yard 

MUe 

1 

1 

$0.50 
0.50 
0.62 
0.62 
0.62 
0.62 
0.62 
0.62 
0.62 
0.62 
0.62 
0.62 
0.62 

1.8 

1.2 

2.0 

1.7 

1.1 

0.6 

0.2 

3.0 

2.75 

2.5 

2.0 

1.7" 

1.5 

$0,200 
0.240 
0.200 
0.215 
0.230 
0.250 
0.500 
0.170 
0.175 
0.175 
0.190 
0.215 
0.230 

$0,240 
0.288 

2 

0.240 

2 

0.260 

2 

0.275 

2 

0.300 

2 

0.600 

S 

0.205 

8 

0.210 

8 

0.210 

3 

0.230 

3 

0.260 

3 

0.280 

Cost  of  Hauling  Broken  Stone  by  Motor'  Trucks  (31)  over  macadam  roads  In  New 

Jersey.     "On  the  Jobstown  Pike  near  Mount  Holly,  N.  J.,  four  2-ton  Autocar  trucks, 

from  Sept.  29  to  Nov.  29,  1916,  inc,  hauled  3209  tons  of  2^ -in  broken  stone,  1714  tons 

of  1  K-in  and  250  tons  of  screenings,  making  a  total  of  5274  tons.     During  that  time 

4  overhead  charges  amounted  to  $606.03,  operating  expenses  were  $373.87 
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and  furl  H60,  making  ■  total  cost  of  11339.30.  This  gum  divided  by  the  total  ton. 
tiv»  a  unit  hauling  coat  of  (0.254  per  too  of  atone.  Toe  average  round-trip  haul  waa 
5  mil™.  Thin  redoes  to  a  cost  of  10.0508  per  ton-mile.  It  is  noticed  that  repairs 
proa  overhead  form  the  largeat  item,  and  these  were  the  expenaa  that  required  vigilance. 
"On  tbi>  road  contract,  which  Included  the  rebuilding  of  a  grave]  road  with  18-ii 

These  teams  hauled  2  lone  to  a  load  and  made  20  milen  per  day.  Five  dollars  a  day 
waa  paid  for  a  team;  therefore.  It  cost  »0. 125  per  ton-mile  to  haul  that  material.  This 
■ecmsi  to  afford  a  fair  eompariaon  with  the  above  figurea,  aa  the  trucks  and  teems 

Table  VII. — Compntation  of  Broken  Stone  Costs  (8) 
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18 
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18 
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1.283 

!>M 
.175 

!l86 

!058 

.217 
.199 

J63 
144 

.127 
.108 
.091 

.200 
.183 
.167 
.150 
.133 
.117 

.loo 

!o67 
\0B3 

12 
12 

12 

12 

11 

12 
U 

12 
12 

12 
12 

12 
12 

IS 

12 

12 
12 

t 

350 

321 
■■'■? 
hi 

146 

088 
058 

325 

"B!l 

217 

1B3 
135 

082 
054 

300 

27S 

225 
200 

175 
150 

100 

050 

9 

9 

9 
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9 
9 

9 

9 
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9 
9 
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467 
428 
389 
850 

IM 
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861 
826 
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144 
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333 
300 

233 
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2 
2 
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2 
2 

2 

2 
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486 
138 
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340 
292 
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542 
497 
451 

361 

271 
226 

18] 
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417 
333 

Mil 
167 

125 
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6 

6 
6 

6 

6 
6 

8 

6 

6 

S 

6 

6 

6 

6 

6 
6 
6 
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583 
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4G7 
108 

292 
23!) 
175 
117 

650 
597 
642 

433 

w> 

?.!?. 
KIT 
IfSl 
118 

600 

400 
850 
300 

250 
200 
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Payment  for  Broken  Stone  Roads  by  the  Cubic  Yard.  The  usual  practice 
is  to  pay  for  the  actual  cubical  contents  of  the  road  crust  as  measured 
in  place  after  rolling.  In  estimating  cubic  yards  per  mile  of  surface,  multiply 
the  width  in  feet  by  the  average  thickness  in  inches  of  the  section,  and  then 
multiply  this  product  by  16.2963;  for  example,  a  crust  1  mile  long,  15  ft  wide 
and  6  in  thick,  contains  15  X  6  X  16.2963  =  1466.67  cu  yd  per  mile. 
Similarly,  to  ascertain  quantity  per  1000  ft,  a  constant  of  3.OQ04  is  used; 
or,  for  same  width  and  thickness  as  above,  15  X  6  X  3.0864  =  277.78  cu 
yd  per  1000  ft.  The  actual  amount  of  stone  used  is  often  greater  than 
the  amount  paid  for  in  contracts,  due  to  the  settlement  of  stone  into  the 
subgrade  during  process  of  rolling,  hence  a  contractor,  if  doing  work  by 
the  cubic  yard  in  place,  should  take  this  fact  under  consideration  when 
preparing  his  estimate  for  bid.  Before  bidding  a  contractor  should  also 
note  carefully  the  details  in  the  specifications  relative  to  use  of  binder  or 
dust.  Some  specifications  require  the  voids  in  the  lower  course  to  be 
filled  with  dust,  thereby  increasing  the  actual  quantity  of  stone  and  dust 
in  a  cubic  yard  of  finished  road.  Others  call  for  a  y^-m.  wearing  surface  of 
dust,  which  does  not  theoretically,  but  does  practically  increase  the  quantity 
of  material  per  square  yard  or  cubic  yard,  as  it  frequently  disappears  before 
the  contract  is  finished  and  has  to  be  replaced  before  acceptance.  The 
quantity  of  water  required  for  flushing  varies,  but  will  average  about  10  gal 
to  the  ton  of  stone. 

Payment  for  Broken  Stone  Roads  by  the  Ton  requires  that  scales  be 
provided,  as  cubical  contents  cannot  be  accurately  converted  to  tonnage 
basis.  For  purpose  of  approximate  estimate  it  may  be  assumed  that  1 
sq  yd  rolled  in  place,  1  in  thick,  weighs  0.055  tons  if  of  trap  or  other  stone 
of  high  specific  gravity,  or  0.05  tons  if  of  granite,  limestone  or  other  stone 
of  medium  specific  gravity.  This  weight  does  not  include  the  dust  or 
binder,  hence,  in  order  to  determine  the  approximate  weight  of  stone  in  a 
road  of  given  thickness,  the  weight  of  the  binding  dust  must  be  added, 
which  is  approximately  0.048  tons  per  sq  yd  if  of  trap,  and  0.042  tons  per 
sq  yd  if  of  granite,  regardless  of  the  total  thickness  of  the  crust.  From 
this  may  be  obtained  the  following  formulas,  assuming  /  represents  average 
thickness,  and  w,  weight  of  section: 

Tons  per  mile       =  [(32.2667  X  0  +  28   ]w  for  trap  rock; 

Tons  per  mile       =  [(29.3333  X  t)  +  24.5]  w  for  granite  and  limestone; 

Tons  per  1000  ft  «  [(6.1111     X  t)  +  5.33]  w  for  trap  rock;] 

Tons  per  1000  ft  -  [(5.5556     X  0  +  4.66]  w  for  granite  and  limestone/ 

For  example,  a  crust  one  mile  long,  15  ft  wide  and  6  in  thick  contains 
[(32.2667  X  6)  +  28]  15  -  3324  tons  of  trap  rock,  of  which  15  by  28  tons 
or  420  tons  is  dust  binder  and  2904  tons  is  broken  stone. 

Payment  to  contractors  by  the  cubic  yard  of  stone  as  measured  after 
rolling  in  place  is  preferred  by  some  engineers,  while  payment  by  the  ton 
is  preferred  by  others.  Those  preferring  to  pay  on  a  per  ton  basis  claim  that 
it  is  impossible  to  measure  accurately  the  volume  of  stone;  that  a  variation  of 
34  in  in  depth  makes  an  error  of  8.33%  in  the  determination  of  the  volume, 
or  from  $300  to  $400  per  mile  of  18  ft  roadway. 

Average  Prices  per  Square  Yard  of  Broken  Stone  Roads  in  various 
localities  in  the  United  States  are  given  in  Table  VIII. 

Methods  and  Cost  of  Resurfacing  a  Broken  Stone  Road  with  Rocmac  Macadam 

(28).     "The   rocmac  wearing  surface  was   constructed   in   the   following   manner: 

Upon  tb«  rolled  stone  base  of  the  old  macadam  road  was  deposited  a  layer  of  rocmac 

'  *  \$  in  in  thickness.     Rocmac  matrix  consisted  merely  of  a  mortar  made 

reenings  mixed  with  rocmac  solution.    Rocmac  solution  is  a  tiquft 
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Table  VHI 
From  Municipal  Engineering,  June,  1915 


City 


Springfield,  M< 
Providence,  R-  I .  . 
New  Britain,  Conn 

Auburn,  N.  Y 

Ptemfldd,  N.  J... 
Lansdowne,  Pa..  . . 

Greenville,  O 

Milwaukee,  Wis... 

Kent.  Wash 

Charlotte,  N.  C.  .  . 
Dade  City,  Flm. .  . 
Tex.... 


Square 
Yards 


6523 
69  600 
82  500 
86  000 
17  900 
15  000 

6  085 
3  022 

38  678 

17  000 

140  000 

7  790 


Price 

per  Square 

Yard 


$0.57 
0.63 


0 
0 
0 
0 


68 
70 
67 
80 


0.60 
1.05 
0.86 
0.60 
1.40 
0.94 


Total 

Thickness, 

Inches 


6 
6 
7 
5 
6 
6 
8 

*M 

6 

6 

4 

9 


sflleate  of  soda,  which  reacts  with  carbonate  of  lime  contained  in  the  limestone  screen- 
ings and  assumes  a  set  similar  to  that  of  Portland  cement  altho  differing  markedly 
from  Portland  cement  in  that  chemical  action  is  not  completed  immediately  but  is 
recommenced  with  each  addition  of  moisture  after  the  road  is  completed.  This  fact 
tends  to  prevent  the  wearing  of  holes  since  abraded  parts  of  the  surface  heal  over 
after  a  rain.  The  rocmac  matrix,  or  mortar,  was  covered  with  4  in  of  coarse  crushed 
•tone  and  rolled.  This  rolling  forced  the  stone  down  into  the  matrix,  filling  the  voids 
hi  the  stone.  As  the  matrix  rose  to  the  surface  it  was  broomed  forward  and  diagonally 
•cress  the  road  and  rolling  continued  until  a  smooth  even  surface  was  secured.  The 
road  surface  was  then  sprinkled  with  dry  limestone  screenings.  Table  IX  gives  the 
detailed  cost  of  this  work.    The  resurfacing  was  accomplished  by  day  labor. 

Table  IX. — Cost  of  Resurfacing  Old  Macadam  with  Rocmac  Macadam  in  Queen 

Victoria  Park,  Canada 


Total 

PerSqYd 
Cents 

Labor 
RsBiovhur  old  surface.  96  eu  vd , , . , , , 

$97.20 

119.08 
28.00 
63.16 
60.20 

11.26 

Hauling   144  cu  yd  of  stone  and  screenings  from 
Victoria  Park  station 

12.80 

Rtfjng              

3.25 

7.81 

6.97 

Totals 

$367.64 

$171.00 

36.00 

168.30 

42.69 

Material 
24b  atone.  114  cu  yd.  136.8  tons  at  $1 .26 

19.82 

SerMninvK-  SO  cu  vd.  36  tons  at  SI 

4.17 

Rocmac  solution.  374  «1  at  $0 .45 .  _ 

19.60 

Totals 

$375.30 

$367.64 
375.80 

43.49 

Summary 
Labor     

42.69 

43.49 

$742.94 

86.08 

590  Broken  Stone  Roads  Sect.  11 

12.    Slag  and  Shell  Roads 

Slag  roads  and  shell  roads  have  been  used  to  a  limited  extent  thruout 
the  United  States.  As  the  details  of  construction  are  similar  to  those  em- 
ployed in  the  construction  of  broken  stone  roads,  certain  features,  peculiar 
to  each,  are  described  in  this  section. 

Slag  Roads.  Blast  furnace  slags  are  produced  in  the  manufacture  of  iron 
and  steel  and,  in  some  cases,  are  very  similar  in  appearance  to  close-grained 
igneous  rocks.  In  reducing  iron  ores,  the  impurities  rise  to  the  surface,  as  the 
iron  melts  in  the  furnace,  and  unite  with  the  fluxing  material.  This  ma- 
terial is  drawn  off  in  a  molten  condition  and  is  cooled  either  in  water  or 
in  the  air.  Sometimes  it  is  turned  out  onto  the  ground  in  a  semi-molten 
condition  and  forms  large  banks  of  slag.  In  some  cases,  blast  furnace  slag 
may  be  excavated  from  slag  banks  by  means  of  a  steam-shovel,  which 
serves  to  sufficiently  break  up  the  material  so  that  it  may  be  screened.  In 
converting  the  iron  from  the  blast  furnaces  into  steel  by  the  open-hearth 
process,  more  flux  is  used  in  the  process,  which  rises  to  the  surface  of  the 
molten  mass  as  slag.  The  slag  from  the  open-hearth  process  is  generally 
run  into  molds  It  has,  in  some  cases,  been  broken  up  in  a  rock  crusher  into 
sizes  suitable  for  road  work. 

Slag  is  used  for  foundation  courses  and  in  some  instances  to  form  the 
entire  road  crust.  The  methods  used  are  similar  to  those  described  for  the 
construction  of  broken  stone  roads.  Slag  composes  the  mineral  aggregate 
of  the  Tarmac  pavements,  which  are  built  extensively  in  the  County  of 
Notts  and  elsewhere  in  England  (see  Sect.  16). 

Shell  Road's.  The  State  of  Maryland  has  built  many  miles  of  oyster 
shell  ioads  along  the  eastern  shore  of  Chesapeake  Bay.  The  shells  are  about 
the  only  available  material  for  surfacing  roads  in  that  locality.  Where 
the  shells  are  simply  thrown  onto  the  old  roadbed  without  previously 
shaping  the  latter,  the  results  obtained  are  not  very  satisfactory.  The 
shells  soon  push  down  and  the  mud  works  up,  producing  conditions  which 
are  not  much  better  than  before  the  road  was  improved.  If  the  traffic 
follows  in  the  same  track  on  a  shell  road,  ruts  will  be  quickly  formed  and  a 
horse  path  will  be  made  in  the  center.  If  these  low  places  are  immediately 
filled  with  new  shells,  it  will  tend  to  make  the  traffic  distribute  itself  over  the 
surface  and  prevent,  to  a  great  extent,  subsequent  tracking.  Shell  roads, 
unless  watered  or  treated  with  some  form  of  dust  palliative  or  bituminous 
suiface,  are  liable  to  be  very  dusty. 

Maryland  State  Roads  Commission  Specifications  stipulate  that  the  subgrade  shall 
be  firm  and  well  rolled.  The  depth  of  the  first  course  of  sheila  is  either  5  in  or  5  in 
at  the  center  and  8  in  at  the  aides.  The  depth  of  the  second  course  is  either  3  in  or  5 
in  at  the  center  and  3  in  at  the  sides.  The  shells  are  spread  upon  the  roadbed  with 
shovels  from  piles  along  the  road  or  from  a  dumping  board.  They  are  rolled  with  an 
8-ton  roller  and  are  sprinkled  with  water  or  bound  with  sand  during  the  process  of 
rolling  until  the  surface  is  firmly  compacted.  The  third  course  is  composed  of  clean, 
sharp  sand,  spread  just  thick  enough  to  cover  the  second  course  after  the  latter  has 
been  thoroly  compacted.     Shell  roads  cost  from  40  to  50  cents  per  sq  yd. 

MAINTENANCE 

13.    Causes  of  Wear 

The  length  of  time  a  broken  stone  road  will  last  under  traffic  depends 
principally  upon  the  amount  and  nature  of  the  traffic.     If  traffic  is  light,  a 
"tone  surface  may  last  15  years  if  originally  built  of  good  stone  on  a 
lation. 
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Water,  if  allowed  to  stand  on  a  broken  stone  surface,  will  soften  the  latter 
and  cause  it  to  rapidly  wear  out.  When  the  frost  is  coming  out  of  the 
ground  in  the  spring,  the  surface  will  also  be  in  a  soft  condition  and  require 
attention.  The  effect  of  horse-drawn  vehicle  traffic  is  frequently  observed 
in  the  formation  of  the  horse  path,  so-called,  in  the  center  of  the  road.  If 
the  surface  is  given  a  flat  crown,  this  will  be  prevented  to  some  extent  since 
the  traffic  will  be  encouraged  to  use  the  entire  width  of  surface.  If  the 
teams  track  each  other  the  wheels  will  form  ruts,  particularly  when  the  road 
is  in  a  soft  condition.  The  grinding  action  of  the  wheels  wears  the  stone 
and  forms  dust  which,  in  a  dry  state,  is  swept  away  by  the  wind,  thus  leaving 
the  stones  in  the  top  course  exposed,  in  which  condition  they  are  liable  to 
be  displaced  by  the  action  of  traffic.  A  heavy  traffic  of  motor-cars  travelling 
at  high  speed  will  also  cause  the  broken  stone  surface  to  ravel  very  quickly 
when  the  mosaic  of  the  upper  course  is  exposed.  Sometimes  when  the  road 
is  in  this  condition  and  the  weather  has  been  dry,  a  concentrated  motor 
traffic  of  only  one  or  two  days*  duration  will  cause  ravelling. 

"Interstitial  Wear  (18).  It  therefore  appears  that  a  load  cannot  be  applied  at 
any  place  on  the  macadam  surface  without  producing  a  cone  of  some  sort  below  it  in 
which  the  macadam  is  further  compressed;  also,  if  the  load  is  sufficient  to  cause  any 
sinking  whatever  of  the  surface,  a  crack  will  be  formed  between  the  cone  and  the 
unloaded  parts  of  the  mass.  As  the  load  moves  this  crack  and  all  the  commotion 
tekrw  move  along  with  it,  and  the  whole  mass,  from  the  top  to  very  near  the  bottom, 
■  set  in  motion  in  its  turn.  In  this  movement  the  stones,  big  and  little,  are  forced  into 
new  positions.  Not  one  of  them  moves  until  it  is  pushed,  and  if  it  is  not  forced  into  a 
cavity  already  formed,  it  k  forced  against  something  else  which  opposes  the  move- 
ment. If  this  obstacle  does  not  yield  the  pressure  may  be  great  enough  to  break  it. 
It  is  easier  to  displace  or  to  crush  a  small  stone  than  a  large  one,  and  the  smaller  it  is 
the  more  easily  it  is  dealt  with.  The  net  result  of  the  movement  under  the  passing  load 
k  that  the  whole  mass  k  being  ground  up  into  smaller  fragments;  the  larger  pieces 
get  their  corners  and  edges  broken  off,  and  the  angular,  flat-sided  pieces  of  the  original 
mass  become  like  rounded  pebbles.  The  moving  load  makes  these  bigger  pieces  act 
like  the  pebbles  in  a  cement  grinding  mill;  the  smaller  pieces  are  broken  down  to 
sand,  and  the  sand  k  ground  down  to  mud,  or  to  dust,  according  to  circumstances.'' 

14.    Methods  of  Maintenance 

Maintenance  of  a  broken  stone  road  should  begin  as  soon  as  the  con- 
struction ceases.  Ordinary  repairs  should  be  accomplished  under  what  is 
called  the  continuous  system  of  maintenance,  that  is,  a  system  where  the 
roads  are  constantly  looked  after  and  any  necessary  repairs  are  imme- 
diately made.  Not  only  is  the  continuous  system  of  maintenance  the  cheap- 
est in  the  end,  but  it  also  keeps  the  road  in  a  good  state  of  repair.  The  patrol 
system  of  maintenance  as  carried  out  in  France  is  a  good  illustration  of  what 
can  be  accomplished  by  this  method. 

Ordinary  Repairs.  To  provide  against  failure  from  any  of  the  causes 
enumerated  in  Art.  13,  the  following  essential  principles  of  maintenance 
work  are  given.  At  all  times  the  surface  of  the  road  should  be  kept  smooth. 
This  enables  the  road  to  shed  water  more  readily  and  eliminates  shocks 
which  would  result  from  the  traffic  where  the  surface  is  uneven.  Any 
hollowB  or  pot-holes,  which  develop  in  the  surface,  should  be  repaired  as 
soon  as  formed.  Particular  attention  should  be  given  to  eliminating  the 
ruts,  since  any  depressions  in  the  surface  hold  water,  and  are  enlarged  very 
rapidly  by  the  action  of  traffic.  Broken  stone  of  the  same  sue  as  is  used  in 
the  upper  course  should  be  used  in  filling  in  the  depressions  and  ruts.  In 
France  and  England,  it  has  been  found  that,  in  repairing  pot-holes,  the  best 
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results  cure  obtained  if  the  holes  are  cut  out  on  the  lines  of  a  square  or 
tangle  which  is  of  sufficient  area  to  include  the  depression,  the  sides  to  he 
cut  thru  for  the  full  depth  of  the  wearing  course.  The  stone  is  replaced, 
carefully  tamped,  filled  with  screenings,  and  puddled,  or  it  is  incorporated 
with  some  bituminous  material  either  before  or  after  placing.  Rolling  in 
the  spring  of  the  year,  when  the  road  is  soft,  will  be  of  great  help  in  providing 
a  smooth  surface  for  the  remainder  of  the  season.  An  excess  of  dust  or  mud 
on  the  surface  should  be  removed,  since  dust  is  not  only  very  objectionable 
from  the  standpoint  of  comfort  to  the  traffic,  but  when  wet  it  forms  mud, 
which  keeps  the  surface  of  the  road  in  a  moist  condition,  sometimes  for  a  Ions 
period.  On  the  other  hand,  when  the  upper  course  of  stone  presents  a 
mosaic  surface,  sand,  stone  screenings,  or  other  binding  material  should  be 
spread  on  the  surface  to  prevent  ravelling.  The  surface  is  best  preserved, 
however,  by  applying,  to  the  swept  surface  of  the  road,  a  film  of  asphaltic 
oil  or  tar,  which  acts  as  a  binder  and  dust  layer. 

The  earth  shoulder  between  the  stone  surfacing  and  the  ditch  should  be 
trimmed  up  from  time  to  time,  so  that  water  flowing  from  the  surface  of  the 
road  will  not  be  impeded  in  its  progress  to  the  ditch.  This  work  can,  in 
many  cases,  be  done  in  a  satisfactory  and  economic  manner  by  the  use  of  a 
road  scraper.  The  material  removed  from  the  shoulders,  however,  should 
never  be  thrown  up  into  the  center  of  the  stone  surface.  As  is  the  case  in 
earth  and  gravel  roads,  the  ditches  and  drains  should  be  carefully  looked  after 
to  provide  for  the  ready  flow  of  water. 

Resurfacing.  It  is  customary  to  resurface  a  broken  stone  road  as  soon 
as  the  top  layer  of  stone  is  worn  thru.  The  method  of  resurfacing  depends 
upon  the  thickness  of  the  layer  of  stone  to  be  added.  If  2  in  or  less  in 
thickness  of  stone  is  to  be  added,  the  surface  of  the  old  road  should  be 
lightly  scarified  or  loosened,  in  order  to  get  a  suitable  bond  between  the  old 
surface  and  the  new;  stone  should  then  be  Bpread  and  rolled  in  the  same 
manner  as  in  the  laying  of  the  upper  surface  in  new  construction  (see  Art. 
9).  If  3  in  of  stone  is  to  be  added  it  is  not  necessary 'to  disturb  the  old 
surface  before  adding  the  new. 

15.    Maintenance  Cost  Data 

The  cost  of  maintenance  varies  with  the  quality  and  cost  of  materials, 
cost  of  labor,  climate,  amount  and  character  of  the  traffic  and  the  condition 
in  which  the  road  is  maintained. 

The  cost  of  maintaining  a  broken  stone  road  per  square  yard  per  annum  in 
several  localities  is  as  follows: 

London.  Heavy  traffic  streets,  $0.6250;  moderate  traffic  streets,  $0.2975; 
light  traffic  streets,  $0.1450;  lightest  traffic  streets,  $0.0625. 

In  the  Department  of  Havre,  France,  for  departmental  roads  in  cities, 
it  is  $0.03,  and  in  the  country,  $0,018  per  sq  yd  per  annum. 

Massachusetts  state  roads  before  the  advent  of  the  automobile  was 
about  $0.01  per  sq  yd  per  annum. 

It  is  evident  that  a  more  durable  type  of  road  should  have  been  con- 
structed where  the  maintenance  costs  are  as  high  as  that  given  above  for 
the  streets  of  London.  Water-bound  broken  stone  roads  with  a  light  traffic 
can  be  economically  maintained  with  an  application  of  light  oil  or  tar  ap- 
plied cold  at  the  rate  of  about  */&  of  a  gal  per  sq  yd,  at  a  cost  of  about  $0.03 
per  sq  yd  per  year. 
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HYDROCARBONS 

1.  Composition  and  Classification  of  Hydrocarbons 

Bitumen.  The  bitumen  of  bituminous  materials  used  in  highway  engi- 
neering consists  mainly  of  hydrocarbons  and  almost  invariably  lesser 
amounts  of  their  sulphur,  oxygen,  and  nitrogen  derivatives,  all  of  which 
are  soluble  in  c.p.  carbon  disulphide.  These  hydrocarbons  and  their  deriv- 
atives are  practically  innumerable  and  occur  as  complex  mixtures,  solu- 
tions, and  emulsions.  There  are  no  known  methods  for  separating  and 
identifying  all  of  the  hydrocarbons  and  hydrocarbon  derivatives  present 
in  bituminous  materials,  and  in  the  routine  examination  of  these  materials 
none  of  the  individual  hydrocarbons  are  determined  either  qualitatively 
or  quantitatively.  There  are  a  number  of  series  or  families  of  hydro- 
carbons, however,  whose  presence  is  readily  detected  by  comparatively 
simple  chemical  tests.  The  various  members  of  any  given  series  possess 
many  characteristics  common  to  all,  and  the  predominance  of  certain  series 
therefore  controls  to  a  great  extent  the  general  characteristics  and  behavior 
of  the  bituminous  materials  in  which  they  occur.  For  this  reason  it  is 
essential  that  the  highway  engineer  should  acquaint  himself  with  the  prop- 
erties of  at  least  the  more  important  hydrocarbon  series  if  he  wishes  to 
use  bituminous  materials  to  maximum  advantage.  This  involves  an  ele- 
mentary knowledge  of  the  variations  in  structure  of  hydrocarbon  molecules. 

Hydrogen  (H)  is  the  lightest  known  chemical  element.     It  has  an  atomic 

weight  of  1.01.     A  single  hydrogen  atom  cannot  combine  with  more  than 

--»  atom  of  any  other  element.     Its  chemical  affinity  or  valence  is  there- 

'me,  and  it  is  termed  a  monovalent  element.     It  is  an  invariable 
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constituent  of  hydrocarbon  molecules,  and  therefore  of  all  bituminous 
materials.  At  very  high  temperatures  it  may  be  split  off  in  an  atomic  or 
elemental  state  from  hydrocarbon  molecules,  leaving  behind  a  molecule  richer 
in  carbon,  or  else  the  element  carbon  itself.  The  hydrogen  molecule  is 
composed  of  two  hydrogen  atoms  expressed  Hi  or  H  —  H.  In  the  molec- 
ular state  it  is  a  rather  inert,  colorless,  and  odorless  gas.  In  the  atomic 
or  nascent  state,  which  it  only  transiently  assumes,  it  is  a  powerful  reducing 
agent  or  oxygen  remover.  In  this  capacity  it  unites  with  oxygen  to  form 
water.  Oxidation,  which  is  the  opposite  of  reduction,  may  consist  either 
in  the  addition  of  oxygen,  its  substitution  for  another  element  in  a  com- 
pound, or  in  the  removal  of  hydrogen  from  a  compound  by  means  of  oxygen 
or  other  oxidizing  agent. 

Carbon  (C)  has  an  atomic  weight  of  12.01,  almost  twelve  times  that  of 
hydrogen-  One  atom  of  carbon  can  combine  with  four  atoms  of  hydro- 
gen, which  is  monovalent.  Its  chemical  affinity  is  therefore  four,  and  it 
is  called  a  tetravalent  element,  altho  with  certain  elements  other  than 
hydrogen  it  sometimes  also  exhibits  a  valence  of  two.  It  is  a  necessary 
constituent  of  hydrocarbon  molecules,  and  therefore  of  all  bituminous 
materials.  Like  hydrogen,  at  very  high  temperatures  it  may  be  split  off 
in  an  atomic  or  elemental  state  from  hydrocarbon  molecules  with  the  forma- 
tion of  tighter  hydrocarbon  molecules  or  the  element  hydrogen.  Unlike 
hydrogen,  it  is  non-volatile.  It  occurs  as  an  element  in  three  forms,  as 
diamond,  graphite,  and  amorphous  carbon.  This  variation  in  form  is  be- 
lieved to  be  due  to  different  ways  in  which  the  carbon  atoms  are  arranged 
in  the  carbon  molecule,  and  the  molecules  in  the  masses.  The  amorphous 
form,  as  coke,  lamp-black,  or  soot,  is  of  most  interest  from  the  standpoint 
of  bituminous  materials.  At  ordinary  temperature  carbon  is  chemically 
inert,  but  at  high  temperatures  it  is  a  reducing  agent  and  in  this  capacity 
unites  with  oxygen  to  form  carbon  dioxide  or  carbon  monoxide. 

Hydrocarbon  Molecules  exist  in  an  almost  infinite  number  of  forms, 
some  of  which  are  exceedingly  complex.  The  molecular  weight  of  any 
hydrocarbon  molecule  is  the  sum  of  the  atomic  weights  of  hydrogen  and 
carbon,  each  of  which  has  been  multiplied  by  the  number  of  hydrogen 
and  carbon  atoms  respectively  which  are  present  in  the  molecule.  For 
all  practical  purposes  the  atomic  weight  of  hydrogen  is  considered  as  1  and 
the  atomic  weight  of  carbon  as  12.  Example:  mol.  wt.  CsHe  =  (2  X  12)  + 
(6X1)=  30.  The  molecular  weight  of  hydrocarbon  molecules  in  general 
increases  with  the  number  of  carbon  atomB  present  in  the  molecule.  No 
hydrocarbon  molecule  can  contain  more  than  25.2  %  hydrogen  nor 
less  than  74.8  %  carbon.  At  ordinary  temperature  some  hydrocarbon 
molecules  are  gases,  some  liquids,  and  some  solids.  At  elevated  tem- 
peratures many  of  the  solid  and  liquid  hydrocarbons  assume  the  gaseous 
form  without  chemical  change;  also  solid  hydrocarbons  may  assume  the 
liquid  form  without  chemical  change.  At  higher  temperatures,  depending 
upon  individual'  hydrocarbons,  molecules  containing  more  than  two  carbon 
atoms  may  split  into  two  or  more  different  hydrocarbon  molecules.  When 
this  occurs  the  original  molecule  is  said  to  be  cracked.  If  the  cracking 
sets  free  the  element  carbon,  the  original  hydrocarbon  is  said  to  be  coked, 
and  the  operation  involving  such  coking  is  termed  destructive.  If  hydro- 
carbon molecules  are  subjected  to  elevated  temperatures  in  the  presence 
of  air  or  oxygen,  they  may  become  oxidized.  If  they  are  subjected  to 
elevated  temperatures  in  the  presence  of  hydrogen,  they  may  be  reduced. 
Cracking,  coking,  oxidising,  and  reducing  reactions  are  produced  in  many 
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of  the  common  manufacturing  operations  in  connection  with  bituminous 
materials.  They  may  also  be  produced  during  the  manipulation  of  these 
materials  in  highway  engineering.  They  frequently  result  in  important 
and  sometimes  in  injurious  modification  of  the  bituminous  material  involved, 
and  for  this  reason  they  should  be  clearly  understood  by  the  highway 
engineer.     They  will  be  considered  in  detail  later  in  this  Section. 

Hydrocarbon  Radicals  may  be  considered  as  hydrocarbon  molecules  from 
which  have  been  removed  one  or  more  hydrogen  atoms,  leaving  an  equiv- 
alent number  of  free  valences,  which  are  extremely  ready  to  unite  with 
each  other  or  with  atoms  which  also  carry  free  or  unsatisfied  valences. 
Thus  three  radicals  may  result  from  the  removal  of  one,  two,  or  three  hydro- 
gen atoms  from  the  hydrocarbon  molecule  CH4.  The  valence  of  these 
radicals  is  expressed  by  one,  two,  or  three  dashes  placed  after  the  radical 
formula,  as  follows:  CHs  — ,  CHz  =  ,  CHEE.  Because  of  their  extreme 
chemical  activity,  radicals  can  exist  only  transiently.  They  differ  from 
true  compounds  in  the  fact  that  the  latter  carry  no  free  valences,  as  all 
of  the  valences  are  satisfied  within  the  molecule  itself.  Hydrocarbon 
radicals  play  an  important  part  in  determining  just  what  compounds  are 
ultimately  formed  in  the  processes  of  cracking,  coking,  oxidation  and 
reduction  of  bituminous  materials,  as  they  are  often  produced  as  transient 
intermediate  combinations  of  hydrogen  and  carbon  during  these  processes. 

Saturated  Hydrocarbons  are  hydrocarbon  molecules  in  which  all  adja- 
cent carbon  atoms  are  connected  by  not  more  than  one  valence,  graphi- 
cally shown  as  follows:  C  —  C.  Each  valence  not  taken  up  by  adjacent 
carbon  atoms  connects  with  or  is  satisfied  by  a  hydrogen  atom.  Saturated 
hydrocarbons  are  quite  stable  and  not  prone  to  chemical  changes.  They 
therefore  impart  chemical  stability  to  bituminous  materials  in  which  they 
occur,  the  extent  of  this  stability  depending  upon  the  amount  or  proportion  of 
saturated  hydrocarbons  present  in  the  bitumen  of  the  bituminous  materials. 

Unsaturated  Hydrocarbons  are  hydrocarbon  molecules  in  which  at  least 
two  adjacent  carbon  atoms  are  connected  by  two  or  three  valences,  graph* 
ically  shown  as  follows:  C  =  C,  C  =  .  Each  valence  not  taken  up  by 
an  adjacent  carbon  atom  is  satisfied  by  a  hydrogen  atom.  It  is  evident 
that  no  two  adjacent  carbon  atoms  in  a  hydrocarbon  molecule  can  be 
connected  by  four  valences,  because  there  would  then  be  no  valences 
available  for  hydrogen  which  is  a  necessary  constituent  of  hydrocarbons. 
Unsaturated  hydrocarbons  are  invariably  less  stable  than  saturated  hydro- 
carbons because  of  the  tendency  of  the  double  or  triple  bonds  to  break 
down  to  single  bonds,  thus  producing  radicals  which  unite  with  each  other 
or  with  reactive  atoms  to  form  new  molecules  which  are  saturated.  In 
general,  the  greater  the  number  of  unsaturated  valences  between  carbon 
atoms  the  less  stable  becomes  the  compound.  Unsaturated  hydrocarbons 
therefore  tend  to  produce  chemical  instability  in  bitumens  or  bituminous 
materials  in  which  they  occur,  depending  upon  the  proportion  of  unsaturated 
hydrocarbons  and  the  extent  of  their  unsaturation. 

Open  Chain  Hydrocarbons  are  those  in  which  the  carbon  atoms  are  linked 
to  each  other  in  such  manner  that  their  form  may  be  graphically  repre- 
sented by  an  open  chain,  thus  C  —  C  —  C  —  C.  Side  chains  may  also 
extend  from  any  of  the  intermediate  carbon  atoms  in  the  main  chain,  but 
in  no  case  are  the  end  carbon  atoms  of  the  same  or  different  chains  con- 
nected to  form  a  closed  chain  or  ring  of  carbon  atoms  within  the  molecule. 
Two  or  more  adjacent  carbon  atoms  in  the  open  chain  may  be  connected 
-y  more  than  one  valence,  so  that  open  chain  hydrocarbons  may  be  either 
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saturated  or  unsaturated.  Under  certain  conditions  of  temperature  and 
pressure  a  number  of  unsaturated  open  chain  hydrocarbon  molecules  may 
unite  to  form  a  single  closed  chain  molecule.  When  this  occurs  it  is  at 
the  expense  of  some  or  all  of  the  multiple  valences  present  in  the  reactive 
molecules  which  break  down  to  a  lesser  number  of  valences  between  adjacent 
carbon  atoms. 
Cyclic  Hydrocarbons  are  those  in  which  some  or  all  of  the  carbon  atoms 


/\. 


are  linked  in  a  closed  chain,  ring,  or  cyclic  nucleus,  thus   /     \  .    Open 

side  chains  of  carbon  atoms  may  extend  from  one  or  more  of  the 
carbon  atoms  which  form  a  cycle,  or  a  number  of  cycles  may  be  linked 
together  in  a  single  molecule.  Molecules  which  contain  but  one  carbon 
cycle  are  known  as  monocyclic,  those  which  contain  two  cycles  are  dicyclic. 
The  general  term  polycyclic  is  applied  to  hydrocarbons  which  contain  a 
number  of  cycles  in  the  molecule.  When  two  carbon  cycles  have  a  number 
of  carbon  atoms  common  to  each  other,  the  molecule  is  said  to  possess  a 
condensed  nucleus.  If  three  carbon  atoms  are  common  to  two  cycles 
the  molecule  is  sometimes  called  a  bridge  compound.  In  cyclic  hydro- 
carbons two  or  more  adjacent  carbon  atoms,  either  within  the  cycle  itself 
or  in  a  side  chain  attached  to  the  cycle,  may  be  connected  by  a  double 
linkage.  Cyclic  hydrocarbons  may  therefore  be  either  saturated  or  unsat- 
urated. When  the  double  linkage  occurs  in  a  side  chain,  chemical  stability 
is  usually  less  than  when  the  double  linkage  is  in  the  cycle.  Under  favor- 
able conditions  of  temperature  and  pressure,  cyclic  hydrocarbons  may 
break  down  into  open  chain  hydrocarbons.  The  most  common  form  of 
carbon  cycle  consists  of  six  carbon  atoms.  No  single  cycles  contain  more 
than  seven  carbon  atoms. 


2.    Open  Chain  Series  of  Hydrocarbons 

The  Paraffin  Series  of  hydrocarbons  comprises  the  entire  group  of  sat- 
urated open  chain  compounds.  The  general  molecular  formula  for  all  of 
the  members  of  this  series  is  CaH2n+a*  The  simplest  possible  hydro- 
carbon and  the  only  one  which  contains  but  a  single  carbon  atom  is  the 
parent  member  of  this  series.  Its  name  is  methane  and  its  simple  molecular 
or  empiric  formula  is  CH4.  The  next  member  containing  two  carbon  atoms 
is  ethane,  C»H«;  the  third  member,  propane,  contains  three  carbon  atoms 
CjHg.  Each  succeeding  member  contains  one  more  carbon  atom  and  two 
more  hydrogen  atoms  than  the  preceding  member.  This  constant  differ- 
ence of  CHs  between  adjacent  members  of  a  given  series  is  common  to 
all  of  the  hydrocarbon  series,  which  are  therefore  homologous.  The  graphic 
or  constitutional  formulas  for  the  first  three  members  of  the  paraffin  series 
together  with  the  monovalent,  divalent,  and  trivalent  radicals  derived  from 
each  are  as  follows: 

H  H    H  H    H    H 

I  II  III 

H— C— H  H— C— C— H  H— C— C— C— H 

I  II  III 

H  H    H  H    H    H 

Methane  CH4  Ethane  CsHe  Propane  C*Hs 


GOO  Bituminous  Materials  Sect.  12 

Methyl        -  CHi  Ethyl        -  C2H5  Propyl        -  CsH7 

Methylene  -  CH*  Ethylene  «  C1H4  Propylene  -  C8H« 

Methenyl  =CH  Ethenyl  =  CaHj  Propenyl  =  C»Ht 

It  will  be  seen  that  the  nomenclature  of  the  radicals  is  derived  in  all 
cases  directly  from  the  parent  hy4rocarbon,  the  ending  yl  being  given 
to  monovalent  radicals,  ylene  to  divalent  radicals  and  enyl  to  trivalent 
radicals.  Moreover,  it  may  be  seen  that  the  members  of  this  series,  after 
methane,  may  be  considered  as  combinations  of  two  or  more  radicals. 
ThuB  ethane  is  composed  of  two  methyl  radicals  linked  together  so  that 
all  valences  are  satisfied.  Propane  may  be  considered  as  a  combination 
of  the  radicals  methyl  and  ethyl  or  of  two  methyl  radicals  and  one  methy- 
lene radical.  The  first  four  members  of  the  paraffin  series  are  gases  at 
ordinary  temperature  and  pressure;  the  members  containing  from  5  to  15 
carbon  atoms  are  liquids,  and  those  containing  over  15  carbon  atoms  are 
solids.  As  the  number  of  carbon  atoms  in  the  molecule  increases  certain 
other  physical  differences  are  found  to  exist.  These  differences  are  gen- 
erally observed  between  the  members  of  any  given  series  (see  Art.  4,  ab- 
lations EXI8TINO  BETWEEN  MEMBERS   OF  THE  SAME  SERIES).      The  paraffin 

hydrocarbons  are  more  stable  chemically  than  any  other  series.  They  are 
not  acted  upon  by  concentrated  sulphuric  acid,  fuming  sulphuric  acid  or  nitric 
acid  at  ordinary  temperatures.  They  are  mutually  soluble  in  one  another. 
Thus,  the  solid  paraffins  are  readily  dissolved  by  the  liquid  paraffins  of 
low  molecular  weight.  The  lighter  liquid  paraffins  are  not  perfect  solvents 
for  the  solid  hydrocarbons  of  certain  other  series.  For  such  compounds, 
however,  the  solvent  action  increases  with  the  number  of  carbon  atoms 
present  in  the  liquid  paraffin  molecules.  The  solid  paraffins  unlike  the 
solid  members  of  other  series  are  practically  insoluble  in  a  very  cold  mix- 
ture of  alcohol  and  ether.  This  fact  is  made  the  basis  of  a  method  for 
determining  the  percentage  of  scale  paraffin  in  bituminous  materials. 
Paraffin  hydrocarbons,  both  liquid  and  solid,  are  essentially  greasy  and 
exhibit  but  little  cementitiousness.  They  predominate  in  certain  petro- 
leums.    See  Art.  15,  paraffin  petroleums. 

Isomerism.  When  two  molecules  or  compounds  contain  the  same  ele- 
ments in  the  same  proportion  but  differ  in  structure  or  constitution,  they 
are  said  to  be  isomeric  and  are  termed  isomers  of  one  another.  Isomerism 
exists  to  a  marked  extent  among  the  hydrocarbons  and  plays  an  important 
part  in  the  make-up  and  characteristics  of  bituminous  materials.  There 
are  two  forms  of  isomerism  of  particular  interest:  (1)  Metamerism  and 
(2)  polymerism.  In  metamerism  the  isomers  have  the  same  molecular 
weight.  In  polymerism  the  isomers,  while  of  the  same  percentage  com- 
position, have  different  molecular  weights.  Metamerism  is  a  common 
phenomenon  with  nearly  all  of  the  paraffin  hydrocarbons.  The  members 
of  this  series  cannot  polymerise,  however,  and  polymerism  will  therefore 
be  described  under  certain  H    H    H    H 

of  the  other  series.     The  I      I      I      I 

ordinary  forms  of  meta-    1     H— O— C— C— C— H   2.  H 
merism  may  be  graphically  I      I      I      I 

illustrated  in  formulas  of  H    H    H    H 

two  dimensions.    Starting 

with  the  fourth  member  of  the  paraffin  series,  C4  H10, 
the  graphic  formula  may  be  represented  in  two  ways. 
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The  first  formula  Bhows  the  single  chain  or  normal  constitution,  while  the 
mood  formula  shows  the  introduction  of  a  side  chain.  The  first  compound 
a  known  as  normal  butane;  -the  second  as  isobutane.  The  essential  dif- 
ference lies  in  the  relative  position  of  the  carbon  atoms  to  one  another, 
which  modifies  both  the  chemical  and  physical  properties  of  the  materials, 
attho  both  have  the  same  empiric  formula  C4H10.  The  next  hydrocarbon 
of  the  paraffin  series,  CjHu,  has  three  isomeric  forms  and  as  the  number 
of  carbon  atoms  in  the  molecules  increases  the  number  of  isomers  rapidly 
multiplies.  Thus  the  hydrocarbon,  CijHm,  has  802  isomers.  As  the 
known  normal  paraffins  run  as  high  as  CeoHit2«  it  is  evident  that  the  pos- 
sible isomers  for  this  compound  are  almost  beyond  comprehension.  An- 
other form  of  metamerism  which  is  of  considerable  interest  involves  the 
conception  of  a  three-dimensional  or  asymmetric  carbon  atom  which  has 
the  form  of  a  tetrahedron.  Each  apex  of  the  tetrahedron  represents  a 
valence.  If  different  univalent  atoms  or  radicals  are  attached  to  these 
valences  it  is  possible  to  arrange 
them  so  as  to  obtain  isomers.  Thus 
with  four  radicals  which  may  be  rep- 
resented by  the  letters  R,  Ri,  Rt,  and 
Ra  the  following  isomers  may  be 
produced: 

It  is   evident  that  from  a  given  R*1 
viewpoint  R,  the  radicals  are  read  in 

order  from  left  to  right  or  clockwise  in  the  first  illustration,  while  in  the 
second  they  are  read  from  right  to  left,  or  counter-clockwise.  This  form  of 
isomerism  is  known  as  space  or  stereo  isomerism.  Many  of  the  space 
isomers  are  optically  active  and  when  present  in  solution  will  rotate  a  beam 
of  polarised  light,  passed  thru  the  solution,  to  the  right  or  to  the  left 
as  the  case  may  be.  Those  which  rotate  to  the  right  are  termed  dextro 
rotatory  and  those  which  rotate  to  the  left  are  termed  laevo  rotatory. 
Certain  petroleums  are  optically  active  due  to  the  presence  of  stereo  iso- 
mers and  this  fact  has  been  made  the  basis  for  identifying  their  source 
or  origin.     See  Art.  13,  formation  of  petroleums. 

The  Olefins  or  Ethylene  Series  of  hydrocarbons  comprise  the  open  chain 
unsaturated  compounds  which  contain  one  pair  of  adjacent  carbon  atoms 
connected  by  two  valences.  The  general  molecular  formula  for  all  mem- 
bers of  this  series  is  CnHjn  and  the  common  difference  CHa  exists  between 
adjacent  members.  The  first  member  of  this  series,  ethylene,  contains  two 
carbon  atoms,  and  its  empiric  formula  is  C1H4.  The  next  member  is  pro- 
pylene, CjHe.  The  graphic  formulas  for  the  first  three  members  are  as 
follows: 

H  H  H       H    H 

\      /  \      I 


C=C  C=C— C— H 

/.      \  /  \ 

H  H  H  H 

Ethylene  CtHi  Propylene  C«H«  Butylene  C4H3 

It  will  be  noted  that  the  nomenclature  of  these  compounds  is  identical 
with  that  of  the  divalent  radicals  of  the  paraffin  series.  Their  relative 
structure  should  not,  however,  be  confused,  as  the  former  are  satisfied 
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molecules  while  the  latter  are  merely  partial  compounds  or  collections  of 
atoms  which  have  free  valences.  Like  the  paraffins,  the  first  few  mem- 
bers of  the  define  series  are  gases  at  ordinary  temperature  and  pressure. 
The  members  containing  from  5  to  20  carbon  atoms  are  liquids  and  the 
higher  members  are  solids.  From  the  second  member  up  isomerism  occurs, 
as  in  the  paraffin  series,  due  to  the  introduction  of  side  chains  instead  of 
a  prolongation  of  the  main  chain  of  carbon  atoms.  In  addition,  the  defines 
exhibit  the  phenomenon  of  polymerism  in  which  a  number  of  molecules 
combine  to  form  a  single  molecule.  Thus  three  ethylene  molecules  polym- 
erize to  a  single  cyclic  molecule  containing  six  carbon  atoms  in  the  cycle, 
as  follows:  3C$H*  =  C«Hu.  It  is  evident  that  the  percentage  of  hydrogen 
and  carbon  in  these  two  molecules  is  the  same  but  that  molecular  formulas 
and  molecular  masses  are  different.  These  facts  distinguish  polymerism 
from  metamerism  (see  Art.  2,  isomerism).  Polymerism  of  hydrocarbons 
may  be  considered  as  isomerism  of  members  of  different  series.  The  define 
hydrocarbons  are  much  less  stable  chemically  than  are  the  paraffin  hydro- 
carbons. They  are  readily  acted  upon  and  combine  with  sulphuric  acid 
at  ordinary  temperature  and  may  thus  be  separated  from  the  paraffin 
hydrocarbons.  They  are  mutually  soluble  in  one  another  and  are  better 
solvents  for  the  solid  hydrocarbons  of  certain  other  series  than  are  the 
corresponding  members  of  the  paraffin  series.  The  solvent  action  of  the 
liquid  olefines  increases  with  the  number  of  carbon  atoms  in  the  molecule. 
The  olefines  are  normal  constituents  of  all  petroleums  but  seldom  if  ever 
predominate  in  bituminous  materials.  The  liquids  and  solids  are  essen- 
tially greasy  and  non-cementitious.  The  olefines  are  of  particular  interest, 
however,  in  the  fact  that  by  polymerization  they  produce  hydrocarbons 
of  other  series  which  often  predominate  in  bituminous  materials  of  an 
asphaltic  nature  and  possess  certain  desirable  characteristics. 

The  Acetylene  Series  of  hydrocarbons  comprise  the  open  chain  unsat- 
urated compounds  which  contain  one  pair  of  adjacent  carbon  atoms  con- 
nected by  three  valences.  The  general  molecular  formula  for  this  series 
is  CnHan-2  and  the  common  difference  CHi  exists  between  adjacent 
members.  The  first  member,  acetylene,  which  is  a  gas,  has  the  empiric 
formula  CsHs.     Graphic  formulas  for  the  first  three  members  are  as  follows : 

H  H    H 

I       I 


H— C=0— H  H— CEEC— C— H 

I  I       I 

H  H    H 

Acetylene  C2H2  Allylene  C3H4  Ethyl  Acetylene  C«Hg 

Metamerism  exists  among  members  of  the  acetylene  series  and  like  the 
olefines  a  number  of  molecules  may  polymerize  to  form  a  single  molecule 
of  another  series.  Thus  three  acetylene  molecules  will  polymerize  under 
suitable  conditions  to  form  a  cyclic  molecule  containing  six  carbon  atoms 
in  the  cycle  as  follows:  3C2H2  =  CgH«.  The  acetylene  hydrocarbons  are 
even  less  stable  chemically  than  are  the  olefines.  Like  the  olefines  they 
are  readily  acted  upon  by  sulphuric  acid.  They  occur  to  only  a  very 
limited  extent  in  bituminous  materials  but  are  of  especial  interest  because 
bv  oolymerization  they  produce  hydrocarbons  of  other  series  which  pre- 
^e  in  tars  and  give  to  them  peculiar  characteristics  essentially  dif- 
">m  other  types  of  bituminous  materials. 
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Other  Unsaturated  Open  Chain  Series.  There  are  a  number  of  other 
highly  unsaturated  and  unstable  open  chain  series  which  are  of  less  im- 
portance than  the  foregoing.  They  are  of  interest,  however,  as  being 
isomers  of  hydrocarbons  in  other  series  which  predominate  in  certain  bitu- 
minous materials.  Among  them  may  be  mentioned  the  diolefines  with 
the  same  general  formula  as  the  acetylenes  CnH2n-2,  the  define  acety- 
lenes CnHm-4,  and  the  diacetylenes  CnHan-e- 

3.    Cyclic  Series  of  Hydrocarbons 

Monocyclic  Polymethylenes.  The  monocyclic  polymethyleaes  comprise 
a  number  of  series  of  hydrocarbons  which  include  all  of  the  saturated  mono- 
cyclic compounds.  There  are  five  of  these  series:  the  trimethylene  series 
with  three  carbon  atoms  in  the  cycle;  the  tetramethylene  series  with  four 
carbon  atoms  in  the  cycle;  the  pentamethylene  series  with  five  carbon 
atoms;  the  hexamethylene  series  with  six  carbon  atoms;  and  the  hepta- 
methylene  series  with  seven  carbon  atoms  in  the  cycle.  All  of  them  have 
the  general  formula  CnHjn.  which  is  the  same  as  that  of  the  defines.  Of 
these  series  the  hexamethylene  is  of  most  common  occurrence  and  gener- 
ally the  most  important.  The  hexamethylenes  are  commonly  called  naph- 
ihzkzs  and  the  first  member  of  the  naphthene  series  is  termed  hexamethy- 
lene or  hexahydrobenzene.  It  has  the  empiric  formula  C«Hu.  The  next 
member  is  C7H14,  and  each  succeeding  member  differs  from  its  adjacent 
members  by  CHt.  The  graphic  formulas  for  the  first  three  members  of 
the  naphthene  series  are  as  follows: 

CHt 

/    \ 
H«C         OH.CHi.CH, 


H*C        CH» 
\    / 


CH 


2 


Hexamethylene  or  Hexahydrotoluene  Hexahydroxylene 

Hexahydrobenzene 

C«Hu  C7H14  CgHie 

The  known  naphthenes  are  liquid  hydrocarbons.  Isomers  are  found  from 
the  third  member  up,  but  in  the  series  proper  isomeric  modification  occurs 
fn  the  side  chains  and  never  results  in  a  modification  of  the  six  carbon 
jeyde  or  nucleus.  The  first  member  may  be  considered  as  being  composed 
jpf  six  methylene  radicals  (see  Art.  2,  the  paraffin  series)  or  as  the  result 
~*  polymerization  of  three  ethylene  molecules.  Altho  not  so  stable  chem- 
ly  as  the  paraffin  hydrocarbons,  the  naphthenes  are  not  acted  upon 
sulphuric  acid  as  are  the  unsaturated  open  chain  hydrocarbons.  They 
»,  however,  broken  up  by  the  action  of  nitric  acid,  and  it  is  believed  that 
higher  members  are  readily  acted  upon  at  elevated  temperatures  by 
lphur  and  oxygen  (see  Art.  20).  They  are  mutually  soluble  in  one 
kother  and  are  better  solvents  for  the  solid  hydrocarbons  of  certain  otb 


I**. 
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series  than  are  the  corresponding  members  of  the  paraffin  series.  Their 
solvent  action  increases  with  the  number  of  carbon  atoms  in  the  molecule. 
The  naphthenes  are  normal  constituents  of  petroleums  and  occur  to  a 
marked  extent  in  those  of  the  semiasphaltic  type.  They  are  closely  asso- 
ciated with  those  hydrocarbons  which  predominate  in  asphaltic  petroleums 
and  asphalts. 

The  Polycydic  Polymethylene  Series  include  all  of  the  various  poly- 
methylene  series  which  contain  two  or  more  polymethylene  nuclei.  Their 
general  formulas  are  CnH  2n  -  2.  CnH  jn  - «.  CnH  so  - 1»  etc.  The  nuclei  may  be 
individual  and  connected  by  a  single  valence  or  they  may  be  condensed 
and  have  two  or  three  carbon  atoms  in  common.  The  following  graphic 
formulas  illustrate  the  three  types  above  mentioned. 

CHg  CH*  CHs      CHs  CHs — CH — CHs 

/ \         /  \  / \/  \       ill 

H.C        CH HC        CHt        H.C        CH        CH.       CH.    CH,  CHi 

II  II  I  I  I  I  I  I 

HiC        CH.     H.C        CH.        H.C         CH       CH.       CHr-CH— CH, 

\/  \  /  \/\/ 

CHs  CHs  CHs        CHs 

CisHst  C10H18  CgHie 

The  third  formula  represents  a  type  of  hydrocarbons  which  are  known  as 
bridge  compounds.  But  little  is  known  of  the  individual  members  of  the 
polycyclic  polymethylene  series  except  that  their  structure  is  extremely 
complicated  and  that  many  of  them  possess  unsaturated  side  chains  which 
make  them  susceptible  to  the  action  of  sulphuric  acid  without  destroying  the 
carbon  nuclei.  The  bridge  compounds  in  particular  are  believed  to  predom- 
inate in  asphaltic  petroleums  and  asphalts  and  to  impart  to  these  bitumi- 
nous materials  their  cementitious  character.  Their  chemical  stability  depends 
upon  their  degree  of  saturation.  The  higher  solid  members  are  soluble  or 
may  be  fluxed  with  the  heavier  liquid  members  of  the  preceding  series. 
Many  of  them,  however,  are  insoluble  in  the  liquid  hydrocarbons  of  low 
molecular  weight,  particularly  those  of  the  paraffin  series.  This  fact  is 
made  the  basis  of  the  determination  of  asphaltenes  in*  petroleums  and 
asphalts  (see  Art.  45). 

The  Benzene  Series  of  hydrocarbons  have  a  structure  analogous  to  that 
of  the  hexamethylenes  or  naphthenes.  They  are  monocyclic,  and  the  cycle, 
known  as  the  benzene  nucleus,  contains  six  carbon  atoms.  Three  double 
valences  occur  between  adjacent  carbon  atoms  so  that  the  cycle  is  unsat- 
urated. The  general  molecular  formula  for  all  members  of  this  series  is 
CnHta-a-  The  common  difference  CHs  exists  between  adjacent  members. 
The  first  member  is  benzene  CeH«.  Its  graphic  formula,  together  with  those 
of  the  next  two  members,  is  as  follows: 

CH 

^  \ 
HC        CH 

I  II 

HC        CH 

%  / 
CH 

Benzene 
'•He 


Ci 


CH 

CH 

/  \ 

•  \ 

HC        C— CH, 

HC        C .  CHsCH, 

1          II 

1         II 

HC        CH 

HC        CH 

%  / 

%/ 

CH 

CH 

Toluene 

.  Xylene 

C7H8 

CgHio 

Ait.  3  Cyclic  Series  of  Hydrocarbon*  605 

From  the  third  member  up  isomers  occur,  there  being  four  isomeric  forms 
of  xylene.  Benzene  may  be  considered  as  the  product  produced  by  the 
polymerisation  of  three  acetylene  molecules  in  which  the  triple  valences 
break  down  to  double  valences.  It  is  also  directly  related  to  the  naphthene 
series.  By  breaking  down  the  double  valences  to  single,  and  satisfying 
the  free  valences  thus  produced  by  hydrogen,  the  benzene  becomes  hydrog- 
enized  to  hexahydrobenzene  or  hexamethylene.  The  nomenclature  of  the 
members  of  the  naphthene  series  is  thus  established.  A  benzene  molecule 
from  which  one  hydrogen  atom  has  been  removed  gives  a  monovalent 
radical  called  phenyl.  While  the  benzene  hydrocarbons  are  less  stable 
chemically  than  the  paraffins  and  naphthenes,  the  benzene  nucleus  does 
not  readily  break  down.  All  of  the  series  react  with  fuming  sulphuric 
acid  to  form  sulphonic  acids  in  which  the  benzene  nucleus  is  preserved. 
The  lighter  members  of  the  benzene  series  are  liquids  and  the  higher 
members  are  solids  at  ordinary  temperature.  They  are  mutually 
soluble  in  one  another  and  the  lighter  liquids  are  excellent  solvents 
for  most  of  the  solid  hydrocarbons  of  other  series.  This  series  occurs  to 
a  marked  extent  in  tars.  It  is  one  of  a  number  of  series,  known  as  aro- 
matic hydrocarbons,  which  predominate  in  tars  and  give  to  them  certain 
peculiar  characteristics. 

The  Polyphenol  Series  embrace  a  number  of  series  of  hydrocarbons  whose 
members  contain  two  or  more  phenyl  radicals  or  benzene  nuclei  connected 
by  single  valences.  The  general  formulas  for  these  series  are  CnHin-H, 
CttHin.-ie,  CnHjn-18,  etc.    The  simplest  type 

of  hydrocarbon   in   the   polyphenyl    series   is  CH  CH 

diphenyl,   which  is  the  first  member  of  the  A?  \  /  % 

dicyclic  series  or  diphenyl  series.     Its  graphic    HC        C  C      CH 

formula,  which  has  its  analogue  in  the  dicyclic        Id  II        I 

polymethylenes,  is  as  follows:  jjC       CH      HC      CH 

The  polyphenyls  are  normal  constituents  of         %  /  \  rf 

tars  but  are  of  less  importance  than  other  poly-  CH  CH 

cyclic  aromatic  hydrocarbons,  such  as  the  naph-  Diohenvl 

thalene  and  anthracene  series.  C  ill 

The   Ifaphthalene    Series    of    hydrocarbons  *     10 

contain  a  condensed  nucleus  composed  of  two 

benzene  nuclei  having  two  carbon  atoms  in  common.  Its  general  form- 
ula is  CnHan-li.  Naphthalene,  CioHg,  is  the  first  member  of  this  series. 
Its  graphic  formula  is  as  follows: 

Naphthalene  itself  deserves  especial  consideration 

CH      ch  because,  of  any  single  hydrocarbon,  it  probably  oc- 

S  \/  \,  oun  to  the  greatest  extent  in  tars  which  are  of  inter- 

HC         C        CH       eB*  m  highway  engineering..    It  is  a  white  crystalline 

|  II  |  body  which  melts  at  79°  C  (174°  F)  and  boils  at  218° 

HC         C        CH       C  (425°  F),  but  volatilizes  readily  at  ordinary  tem- 

\,  /\   ^  perature.     Altho  solid,  it  is  a  powerful   solvent  or 

CH      CH  ^uz    f°r    the    solid    hydrocarbons   of   other   series 

N    hthftl       CH         present  in  tars.     The  members  of  the  naphthalene 

ap         ene     n*io      gerwa  ^.g   acted   upon    by   concentrated   sulphuric 

acid. 
The  Anthracene  Series  of  hydrocarbons  have  a  rather  complicated  con- 
densed nucleus  consisting  of  two  unaltered  and  one  altered  benzene  cycles, 
two  carbon  atoms  being  common  to  adjacent  cycles.     The  general  formula 
of  this  series  is  CnHsa-18  and  the  graphic  formula  for  its  first  mf 
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anthracene,  is  as  given  below:   The  members  of  the  anthracene  series   are 
solids  which  occur  mainly  in  tars.     They  are  mutually  soluble  in  mem- 
bers of  the  benzene  and  naphthalene  series  and  are 
CH  CH  CH  acted  upon  by  concentrated  sulphuric  acid. 


HC 

I 


f\/\\/\  Other  Unsaturated   Cyclic   Series.    There   are    a 

1      C      C     CH     number  of  other  unsaturated    cyclic    series   whose 


||  members    occur    in    various    bituminous  materials. 

C      CH     Many  of  them  are  solids  which  in  mixture  or  aolu- 
\/\ /\y^        ti°n  w*tn  other  fluid  hydrocarbons  impart  cement  i- 
CH  CH  CH         tiousness     to    the     mass. 

Some  of  them  are  of  very     ^"!  9  CHU 


Anthracene  C14H10  ■.     4  A    ,       .        .    , 

i«— . iu    complicated  structure  but 


i 

CHj .  C  .  CH* 

i 


are  usually  related    in  some  way  to  the  hexa- 

methylene  or  bensene  nuclei.     As  an  example 

of  this  class  may  be  mentioned  camphene,  whose     CH*  C.CHi       CH 

graphic  formula  is  as  follows:  Camphene  CioHi* 

This  compound  belongs  to  a  group  of  hydro- 
carbons known  as  turpenes,  which  are  present  to  a  marked  extent  in  resinous 
or  rosinlike  bodies.     Members  of  the  turpene  group  have  been  found  in 
bituminous  materials  which  possess  cementitious  qualities. 

4.  Interrelationship  of  Hydrocarbons 

Relations  Existing  Between  Members  of  the  Same  Series.     Certain 

general  relations  exist  between  different  members  of  any  given  series 
of  hydrocarbons  which  are  as  a  rule  quite  similar  to  the  relations  existing 
between  members  of  any  other  series.  The  following  rules  are  generally 
true  for  the  normal  members  of  a  given  hydrocarbon  series,  but  the  isomers 
sometimes  create  exceptions.  (1)  Members  of  a  given  series  are  usually 
completely  soluble  in  one  another.  (2)  As  the  number  of  carbon  atoms 
in  the  molecule  or  the  molecular  weight  increases,  the  specific  gravity 
usually  increases.  (3)  As  the  molecular  weight  increases,  the  coefficient 
of  expansion  decreases.  (4)  As  the  molecular  weight  increases,  the  lique- 
fying temperatures  of  the  gaseous  hydrocarbons  rise.  (5)  As  the  molecular 
weight  increases,  the  boiling  points  of  the  liquid  hydrocarbons  become 
higher.  (6)  As  the  molecular  weight  increases,  the  melting  points  of  the 
solid  hydrocarbons  become  higher.  (7)  All  members  of  a  given  series  pos- 
sess certain  properties  in  common  by  which  the  series  to  which  they  belong 
may  be  identified.  These  relations  greatly  influence  the  relations  between 
different  grades  of  the  same  type  of  bituminous  material  as  given  under 
individual  tests.     See  Arts.  32  to  48  inc. 

Relations  Existing  Between  Different  Series.  The  interrelationship  of 
certain  hydrocarbon  series  has  been  shown  to  some  extent  in  Arts.  1  and  2. 
All  of  the  series  are  related  to  one  another  either  directly  or  indirectly,  and 
this  fact  has  a  most  important  bearing  upon  the  production  and  manufac- 
ture of  bituminous  materials.  These  relations  should  be  clearly  under- 
stood in  order  to  appreciate  the  similarities  and  differences  existing  in 
bituminous  materials  of  different  types  and  also  the  modifying  effects 
produced  by  the  various  processes  of  manufacture  and  methods  of  manip- 
ulation. All  hydrocarbons  arc  composed  of  the  same  elements.  The 
innumerable  compounds,  each  possessing  its  own  individual  and  peculiar 
characteristics,  are  merely  the  result  of  different  structural  combinations  of 
hydrogen  and  carbon  atoms  in  varying  proportions  and  quantities.  By 
-king  up  the  various  structures  and  recombining  the  atoms  or  radicals 
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new  compounds  are  formed.  Thus  members  of  one  series  under  favorable 
conditions  are  transformed  into  members  of  other  series.  Paraffins  may  be 
broken  down  to  defines  under  suitable  conditions  of  temperature  and 
pressure,  defines  may  polymerize  to  naphthenes  and  acetylenes  to  ben- 
zenes. Benxenes  may  be  hydrogenized  to  naphthenes  or  condensed  to 
naphthalenes  and  anthracenes.  Naphthenes  may  be  converted  into  poly- 
cyclic  polym ethylenes  and  benzenes  and  naphthenes  may  in  turn  produce 
turpenes.  It  is  for  these  reasons  that  nature  starting  with  the  same 
identical  raw  material  may  produce  in  one  case  paraffin  petroleum  and  in 
another  asphaltic  petroleum  or  asphalt.  These  are  the  reasons  why,  by 
artificial  processes,  two  such  unlike  materials  as  bituminous  coal  and  petro- 
leum may  be  made  to  yield  tars  quite  similar  in  character,  and  why  certain 
petroleums  may  be  made  to  yield  asphalts.  Comparatively  little  has  been 
published  upon  the  general  interrelationship  of  bituminous  materials  from 
the  standpoint  of  hydrocarbon  chemistry.  A  great  deal  of  information 
regarding  members  of  the  different  series  is,  however,  to  be  found  in  text- 
books on  organic  chemistry. 

CLASSIFICATION 

5.    Methods  of  Classification 

Nomenclature.  The  nomenclature  of  bituminous  materials  is  introduced 
at  this  point  in  order  that  the  general  relationship  of  materials  and  their 
properties  may  be  understood  and  in  order  that  the  definitions  may  be 
readily  accessible  for  consultation  during  the  perusal  of  this  Section.  The 
following  terms  are  arranged  in  groups  according  to  a  logical  sequence 
rather  than  alphabetically.  Those  marked  with  an  *  have  been  adopted 
as  standard  by  the  American  Society  for  Testing  Materials;  those  marked 
with  a  %  have  been  recommended  to  the  American  Society  for  Testing 
Materials  by  the  Committee  on  "  Standard  Tests  for  Road  Materials  "; 
and  those  marked  with  a  t  have  been  proposed  to  the  American  Society 
of  Civil  Engineers  by  the  Special  Committee  on  "  Materials  for  Road  Con- 
struction and  Standards  for  Their  Test  and  Use.*' 

General  Definitions 

Bitumen.*  f  A  mixture  of  native  or  pyrogenous  hydrocarbons  and  their 
Don-metallic  derivatives,  which  may  be  gases,  liquids,  viscous  liquids  or 
solids,  and  which  are  soluble  in  carbon  disulphide. 

Bituminous.*    Containing  bitumen  or  constituting  the  source  of  bitumen. 

Bituminous  MateriaLf  Material  containing  bitumen  as  an  essential 
constituent. 

liquid  Bituminous  Material.*  One  having  a  penetration  at  25°  C  (77°  F), 
under  a  load  of  50  g  applied  for  1  sec,  of  more  than  350. 

Semisolid  Bituminous  Material.*  One  having  a  penetration  at  25°  C 
(77°  F),  under  a  load  of  100  g  applied  for  5  sec,  of  more  than  10,  and  a 
penetration  at  25°  C  (77°  F),  under  a  load  of  50  g,  applied  for  1  sec,  of 
not  more  than  350. 

Solid  Bituminous  Material*  One  having  a  penetration  at  25°  C  (77°  F), 
under  a  load  of  100  g  applied  for  5  sec,  of  not  more  than  10. 

Bftuunoos  Emulsion.  £  A  liquid  mixture  in  which  minute  globules  of 
bitumen  are  held  in  suspension  in  water  or  a  watery  solution. 

Fhrx.*f  Bitumen,  generally  liquid,  used  in  combination  with  a  harder 
for  the  purpose  of  softening  the  latter. 
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Qut-Back  Product.*  Petroleum  or  tar  residuum  which  has  been  fluxed 
with  a  distillate. 

Petroleums 

Petroleum.  %    Liquid  bitumen,  occurring  as  such  in  nature. 

Topped  Petroleum.  %    Petroleum  deprived  of  its  more  volatile  constituents. 

Blown  Petroleum.*  f  A  semisolid  or  solid  product  produced  primarily  by 
the  action  of  air  upon  a  liquid  native  bitumen  which  is  heated  during  the 
blowing  process. 

Asphalts 

Asphalt.*  f  Solid  or  semisolid  native  bitumen,  solid  or  semisolid  bitumen 
obtained  by  refining  petroleum,  or  solid  or  semisolid  bitumen  which  is  a 
combination  of  the  bitumens  mentioned  with  petroleums  or  derivatives 
thereof,  which  melts  upon  the  application  of  heat  and  which  consists  of  a 
mixture  of  hydrocarbons  and  their  derivatives  of  complex  structure,  largely 
cyclic  and  bridge  compounds. 

Native  Asphalt.*    Asphalt  occurring  as  such  in  nature. 

Asphalt  Cement.*  A  fluxed  or  unfluxed  asphalt  especially  prepared  as 
to  quality  and  consistency  for  direct  use  in  the  manufacture  of  bituminous 
pavements,  and  having  a  penetration  at  26°  C  (77°  F)  of  between  5  and 
250,  under  a  load  of  100  g  applied  for  5  sec. 

Rock  Asphalt  it  Sandstone  or  limestone  naturally  impregnated  with 
asphalt. 

Tars 

Tar.*  f  Bitumen  which  yields  pitch  upon  fractional  distillation  and  which 
is  produced  as  a  distillate  by  the  destructive  distillation  of  bitumen,  pyro- 
bitumen  or  other  organic  material. 

Dehydrated  Tar.*  t    Tar  from  which  all  water  has  been  removed. 

Refined  Tar.*  t  Tar  freed  from  water  by  evaporation  or  distillation  until 
the  residue  is  of  desired  consistency;  or  a  product  produced  by  fluxing 
tar  residuum  with  tar  distillate. 

Coal  Tar.*  t  The  mixture  of  hydrocarbon  distillates,  mostly  unsaturated 
ring  compounds,  produced  in  the  destructive  distillation  of  coal. 

Gas-House  Coal  Tar.*  t  Coal  tar  produced  in  gas-house  retorts  in  the 
manufacture  of  illuminating  gas  from  bituminous  coal. 

Coke-Oven  Tar.*f  Coal  tar  produced  in  by-product  coke  ovens  in  the 
manufacture  of  coke  from  bituminous  coal. 

Oil-Gas  Tar.*  f  Tar  produced  by  cracking  oil  vapors  at  high  temperatures 
in  the  manufacture  of  oil  gas. 

Water-Gas  Tar.*  t  Tar  produced  by  cracking  oil  vapors  at  high  tempera- 
tures in  the  manufacture  of  carbureted  water-gas. 

Pitch.*  f  A  solid  residue  produced  in  the  evaporation  or  distillation  of 
bitumen,  the  term  being  usually  applied  to  residues  obtained  from  tars. 

Straight-Run  Pitch.*  A  pitch  run  to  the  consistency  desired,  in  the  initial 
process  of  distillation,  without  subsequent  fluxing. 

Dead  Oil.*  f  Oil  with  a  density  greater  than  water,  which  is  distilled  from 
tar. 

Definitions  Relating  to  Tests 

Asphaltenes.*  t    The  components  of  the  bitumen  in  petroleum,  petroleum 
nroduct,  maltha,  asphalt  cement,  and  solid  native  bitumen,  which  is  soluble 
~rbon  disulphide  but  insoluble  in  paraffin  naphtha. 
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Carbe&6S.*t  The  components  of  the  bitumen  in  petroleum,  petroleum 
product,  maltha,  asphalt  cement,  and  solid  native  bitumen,  which  is  soluble 
in  carbon  disulphide  but  insoluble  in  carbon  tetrachloride. 

Free  Carbon  in  Tar.*t  Organic  matter  which  is  insoluble  in  carbon 
disulphide. 

fixed  Carbon.*  f  The  organic  matter  of  the  residual  coke  obtained  upon 
burning  hydrocarbon  products  in  a  covered  vessel  in  the  absence  of  free 
oxygen. 

Normal  Temperature.*  f  As  applied  to  laboratory  observations  of  the 
physical  characteristics  of  bituminous  materials,  is  25°  C  (77°  F). 

Consistency.*  f  The  degree  of  solidity  or  fluidity  of  bituminous  mate- 
rials. 

Viscosity.  £  t  The  measure  of  the  resistance  to  flow  of  a  bituminous  mate- 
rial, usually  stated  as  the  time  of  flow  of  a  given  amount  of  the  material 
thru  a  given  orifice. 

Penetration.  X  The  consistency  of  a  bituminous  material  expressed  as 
the  distance  that  a  standard  needle  vertically  penetrates  a  sample  of  the 
material  under  known  conditions  of  loading,  time  and  temperature.  When 
the  conditions  of  test  are  not  specifically  mentioned,  the  load,  time  and 
temperature  are  understood  to  be  100  g,  5  sec,  25°  C  (77°  F),  and  the  units 
of  penetration  to  indicate  hundredths  of  a  centimeter. 

Main  Divisions.  As  the  term  bituminous  is  used  not  only  in  connection 
with  materials  consisting  of  or  containing  bitumen,  but  also  with  materials 
constituting  the  source  of  bitumen,  two  main  divisions  of  bituminous  mate- 
rials are  thus  established.  The  two  divisions  are  distinguished  by  the 
fact  that  members  of  the  former  are  either  wholly  or  to  a  considerable 
extent  soluble  in  carbon  disulphide,  while  members  of  the  latter  are  not. 

Materials  Consisting  of  or  Containing  Bitumen  may,  from  the  standpoint 
of  highway  engineering,  be  divided  into  two  groups:  (1)  Petroleum  and 
asphalt  products;  (2)  tar  products.  They  may  also  be  classified  accord- 
ing to  the  use  for  which  they  are  best  suited,  such  as  dust  palliatives,  carpet 
or  mat  building  materials,  and  materials  incorporated  in  the  wearing  course 
proper  during  construction.  The  most  logical  method,  however,  is  to 
classify  them  under  the  headings:  (1)  Native  bitumens  and  bituminous 
materials,  and  (2)  artificial  and  refined  bitumens  and  bituminous  materials. 
This  method  has  been  followed  in  Arts.  6  and  7. 

Materials  Constituting  the  Source  of  Bitumens  and  Bituminous  Materials 
vary  greatly  in  character.  The  term  bituminous  is  not  customarily  applied 
to  all  of  these  materials  but  mainly  to  that  class  of  substances  known  as 
pyrobitumens.  Thus  wood,  if  destructively  distilled,  is  the  source  of  certain 
bitumens,  but  it  is  not  ordinarily  termed  a  bituminous  material.  On 
the  other  hand,  coal,  which,  if  destructively  distilled,  will  produce  bitumens, 
is  termed  bituminous  coal.  Bituminous  coal  is  a  pyrobitumen  and  from 
the  standpoint  of  highway  engineering  is  the  only  one  of  any  great  impor- 
tance. It  is  therefore  unnecessary  to  further  classify  the  pyrobitumens 
except  to  state  that  they  are  produced  in  nature  either  by  the  direct  meta- 
morphosis of  vegetable  matter  or  else  by  the  action  of  heat  upon  the  bitu- 
mens themselves.  In  the  latter  case  they  are  called  indurated  bitumens 
or  asphaltic  coals. 

6.    Native  Bitumens  and  Bituminous  Materials 
Classes.    The  native  bitumens  and  bituminous  materials  divide  them- 
selves according  to  their  physical  state  into  three  main  classes:   g^- 
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liquids,  and  solids.  No  absolutely  sharp  distinction  can  be  made  between 
the  liquids  and  solids  because  of  an  intermediate  class  known  as  semisolids, 
which  gradually  merge  from  the  extremely  viscous  liquids  to  the  harder 
solids.  It  is,  however,  customary  to  consider  most  of  the  semisolids  with 
the  solids.  This  method  has  been  adopted  in  the  following  classification. 
In  this  classification  certain  materials  which  are  only  indirectly  of  interest 
in  highway  engineering  have  been  included.  Those  which  are  of  most 
importance  are  considered  in  detail  in  'subsequent  articles. 
Gases.     The  two  native  hydrocarbon  gases  of  interest  are: 

1.  Marsh  gas,  mostly  methane,  formed  by  the  decomposition  of  vegetable 
matter  under  water; 

2.  Natural  gas,  mostly  CnH2n+2  hydrocarbons,  formed  under  similar 
conditions  to  petroleum  and  often  accompanying  it. 

Fluids.  The  fluid  native  bituminous  materials  embrace  the  petroleums 
and  malthas.  The  petroleums  run  from  thin  fluids  to  those  which  are 
very  viscous  and  almost  semisolid.  There  are  two  well-defined  classes  of 
petroleums,  paraffin  and  asphaltic.  There  is  also  an  intermediate  class 
commonly  termed  semiasphaltic.  In  the  following  classification  the  malthas 
are  included  under  the  extremely  viscous  asphaltic  and  semiasphaltic 
petroleums: 

1.  Paraffin  petroleums,  consisting  principally  of  CnHsn+s  hydrocar- 
bons, which  series  predominates  among  the  solid  hydrocarbons  held  in 
solution ; 

2.  Asphaltic  petroleums,  consisting  principally  of  cyclic  hydrocarbons  of 
the  CnH2n.  CnH2n-2,  ("nHgn-it  etc,  series.  The  unsaturated  polycyclic 
series  predominate  among  the  solid  hydrocarbons  held  in  solution  to  the 
practical  exclusion  of  paraffin  hydrocarbons.  When  these  petroleums 
are  very  viscous  and  are  found  impregnating  porous  rock  to  the  extent 
of  not  over  25%,  the  entire  mass  of  bituminous  rock  is  often  called  rock 
asphalt; 

3.  Semiasphaltic  petroleums  containing  a  considerable  proportion  of  fluid 
and  some  solid  CnH2n+2  hydrocarbons;  but  also  carrying  a  large  amount 
of  cyclic  CnHjni  CnH2n-i.  OnH2n-4.  etc,  hydrocarbons,  the  unsaturated 
polycyclic  series  predominating  among  the  solid  bodies  held  in 
solution. 

Solids.  The  solid  native  bituminous  materials  divide  themselves  into 
two  main  classes,  paraffin  and  asphaltic.  The  latter  only  are  of  importance 
from  the  standpoint  of  highway  engineering. 

1.  Paraffin  bodies  with  distinctive  names  such  as  ozocerite  and  hatchet- 
tite,  consisting  mainly  of  CnH2n+2  hydrocarbons,  probably  produced  in 
nature  from  paraffin  petroleums. 

2.  Asphaltic  bodies  consisting  almost  entirely  of  cyclic  hydrocarbons  of  the 
CnHfci,  CnH2n  -a,  ('nHjn  -4.  etc,  series.  These  substances  range  from  semi- 
solids to  hard  brittle  black  minerals  somewhat  resembling  coal  in  appearance. 
The  unsaturated  polycyclic  hydrocarbons  predominate  but  vary  consider- 
ably in  their  relative  proportions.  Many  of  them  carry  high  percentages 
of  mineral  matter,  and  when  this  is  in  excess  of  the  bitumen  they  are  often 
termed  rock  asphalts.  The  solid  asphaltic  bitumens  are  soluble  in  or  may 
be  fluxed  with  the  liquid  bitumens.  They  have  probably  been  produced 
in  nature  from  asphaltic  petroleums  and  with  some  few  exceptions  are 
called  asphalts.     Some  of  them  have  distinctive  mineralogical  names  such 

"Usonite  and  grahamite. 
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7.    Artificial  and  Refined  Bitumens  and  Bituminous  Materials 

Groups.  The  artificial  and  refined  bitumens  and  bituminous  materials 
of  direct  interest  in  highway  engineering  can  be  most  conveniently  grouped 
and  classified  according  to  their  derivation  and  method  of  production. 
Of  the  following  divisions,  group  A  consists  of  crude  artificial  bitumens 
whose  refined  products  are  covered  by  group  C.  Group  B  covers  refined 
products  of  the  fluid  native  bitumens,  group  D  of  the  solid  native  bitumens, 
and  group  E  covers  refined  mixtures  of  members  of  group  A  with  the  native 
products.     Group  F  covers  bituminous  emulsions. 

A.  Materials  Derived  from  the  Destructive  Distillation  of  Bitumens  and 
Pyrobitumens  which  consist  of  a  mixture  of  liquid  hydrocarbons  are  called 
tars.     Those  of  most  importance  are  as  follows: 

1.  Water-gas  tars  produced  from  petroleums  or  petroleum  products  in  the 
carburation  of  water-gas,  which  are  thin  liquids  consisting  mainly  of  unsat- 
urated cyclic  hydrocarbons  of  the  CnH2n -«,  C'nH,  211-12,  CnHjn-is,  and 
similar  series. 

2.  Coal  tars  produced  in  the  manufacture  of  gas  or  coke  from  bituminous 
coal,  usually  viscous  liquids  consisting  mainly  of  hydrocarbons  of  the 
(«H}n--6,  CnH2n-i2i  CnHjn-is,  and  similar  series  together  with  their 
oxygen  and  nitrogen  derivatives. 

B.  Materials  Derived  Primarily  from  the  Fractional  Distillation  of 
Plaid  Native  Bitumens  include  the  following  refined  products: 

1.  Petroleum  distillates  which  are  thin  fluids. 

2.  Petroleum  residues  which  may  be 

v  Fluid  residual  oils, 

Asphalt  cements. 
Refined  asphalts. 

C.  Materials  Derived  Primarily  from  the  Fractional  Distillation  of 
Tars  include  the  following  products:  «* 

1.  Tar  distillates  which  are  thin  fluids. 

2.  Tar  residues  which  may  be 

Fluid  refined  tars, 
Semisolid  refined  tars, 
Tar  pitches. 

D.  Materials  Derived  Primarily  by  Refining  and  Fluxing  Solid  Native 
Bitumens  and  Bituminous  Materials  include  the  following: 

1.  Refined  native  asphalts. 

2.  Asphalt  cements. 

E.  Mixtures  of  Tar  and  Petroleum  or  Asphalt  Products  are  known  as 
tar-asphalt  compounds  and  usually  vary  from  fluid  to  semisolid  consistency. 

F.  Bituminous  Emulsions  are  mixtures  of  bitumens  with  soap  solutions, 
the  resulting  products  thus  being  made  readily  miscible  with  water.  They 
include: 

1.  Petroleum  emulsions. 

2.  Asphalt  emulsions. 

3.  Tar  emulsions. 

8.    Classification  According  to  Purpose  for  Which  Used 

Uses  in  Highway  Engineering.  Bituminous  materials  are  used  in  a 
variety  of  ways  in  the  treatment  and  construction  of  highways,  the  more 
important   being  as  dust  palliatives,   in  the  construction  of  bituminous 
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mate  or  .carpets,  in  the  highway  structure  proper,  as  fillers,  as  fluxes  and 
as  impregnating  materials.  In  the  following  classification  are  given  thoee 
materials  which  are  ordinarily  used  for  the  purposes  above  mentioned: 

Dust  Palliatives  include  crude  fluid  petroleums,  heavy  petroleum  dis- 
tillates, topped  or  partially  distilled  petroleums,  petroleum  emulsions, 
crude  tars,  partially  dehydrated  tars,  fluid  refined  tars  and  tar  emulsions. 

Materials  for  Surface  Mats  or  Carpets  include  viscous  fluid  residual 
petroleums,  fluid  cut-back  asphalts,  asphalt  emulsions,  viscous  refined  tars 
and  viscous  tar-asphalt  mixtures. 

Materials  for  Incorporation  During  Construction  include  cut-back  asphalts, 
asphalt  cements,  asphalt  emulsions,  very  viscous  refined  tars,  soft  tar 
pitches  and  very  viscous  tar-asphalt  mixtures. 

Fillers  include  certain  types  of  asphalt  cements  and  tar  pitches. 

Fluxes  include  petroleum  distillates  (cutting-back  fluxes)  and  viscous 
fluid  residual  petroleums. 

Impregnating  Materials  for  Wood  Block  include  heavy  tar  distillates 
(creosoting  oils)  and  mixtures  of  tars  with  tar  distillates. 

REFINING  PROCESSES 

9.    Removal  of  Non-Bituminous  Impurities 

Sedimentation.  With  few  exceptions  crude  bituminous  materials,  both 
native  and  artificial,  contain  impurities  of  a  non-bituminous  nature.  In  the 
crude  state  they  are  seldom  adaptable  for  direct  use  in  highway  engineering 
and  are  usually  subjected  to  purification  and  refining  processes.  Water 
is  the  most  common  impurity  in  both  fluid  and  solid  bituminous  materials. 
Mineral  matter,  vegetable  matter  and  occluded  gases  are  other  naturally 
occurring  impurities.  As  most  of  these  impurities  are  not  soluble  in  the 
bitumen  proper  and  as  they  differ  from  the  bitumen  in  specific  gravity, 
they  may  be  removed  wholly  or  in  part  by  the  process  of  sedimentation 
or  separation  by  gravity.  In  the  more  fluid  bituminous  materials  natural 
sedimentation  occurs  during  storage.  In  the  viscous  fluids  and  solids  heat 
is  required  to  make  the  bitumen  sufficiently  liquid  to  allow  the  separation 
to  take  place.  Water  and  mineral  matter  are  the  common  impurities  of 
petroleums.  Upon  standing  in  large  storage  tanks  both  settle  to  the 
bottom,  leaving  the  practically  pure  bitumen  above.  The  mineral  matter 
consists  of  silt  and  sand  called  bottom  settlings  or  B.  S.  Very  viscous 
petroleums  persistently  retain  a  small  amount  of  water  which  may  be 
removed  during  the  early  stages  of  distillation  if  it  is  to  be  distilled.  In 
many  cases  it  is  more  expeditious  to  remove  it  by  topping  the  oil,  in  what 
is  known  as  a  topping  plant,  before  charging  it  into  the  still.  In  some 
cases  storage  tanks  are  fitted  with  steam  coils  by  means  of  which  the  oil 
is  warmed  to  a  state  of  fluidity  which  facilitates  the  settlement  of  impuri- 
ties. Water  and  free  carbon  are  the  common  impurities  of  crude  tars. 
The  water  may  to  a  great  extent  be  removed  during  storage,  in  which 
case  it  rises  to  the  surface  owing  to  the  heavier  gravity  of  the  tar  bitumen. 
The  free  carbon  permeates  the  tar  in  a  very  finely  divided  state  and  can 
not  well  be  removed  except  by  nitration  under  pressure.  This  is  seldom 
resorted  to.  The  free  carbon  therefore  appears  in  the  refined  tar.  A  small 
amount  of  water  almost  invariably  remains  in  the  tar  and  this  may  be 
removed  during  distillation  or  by  a  special  dehydrating  treatment  previous 
x-  distillation.  Solid  native  bitumens,  if  they  contain  impurities,  have 
heated  to  a  rather  high  temperature  before  they  become  sufficiently 
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fluid  to  separate  from  these  impurities.  In  order  to  prevent  local  over- 
heating they  are  usually  agitated.  Water  and  gases  are  driven  off  during 
the  process.  Some  mineral  matter  settles  out  and  the  larger  fragments 
of  vegetable  matter  rise  to  the  surface  and  are  skimmed  off.  The  mineral 
matter  is  sometimes  so  finely  divided  that  it  will  not  readily  settle  out  and 
agitation  further  hinders  separation.  Both  finely  divided  mineral  matter 
and  vegetable  matter  therefore  commonly  occur  in  the  refined  asphalt,  altho 
to  a  lesser  extent  than  in  the  crude. 

Dehydration.  Dehydrating  processes  are  designed  primarily  for  the 
removal  of  water  in  bituminous  materials  which  will  not  completely  sep- 
arate water  by  sedimentation.  It  is  desirable  to  do  this  prior  to  distilla- 
tion because  of  the  fact  that  the  presence  of  water  creates  a  tendency  to 
foam  when  the  mass  of  bituminous  material  is  heated  to  about  the  tem- 
perature of  boiling  water.  This  makes  it  a  troublesome  and  expensive 
procedure  to  remove  water  by  distillation.  Many  dehydrating  devices 
have  been  invented  for  use  with  petroleums  and  tars.  The  one  in  most 
common  use  for  petroleum  is  known  as  a  topping  plant.  In  this  device 
the  oil  is  pumped  under  pressure  thru  a  length  of  pipe  containing  a  great 
many  abrupt  bends  so  that  the  path  of  the  oil  is  exceedingly  devious.  The 
pipe  work  is  set  in  a  furnace  so  that  it  may  be  suitably  heated.  As  the 
oil  under  pressure  passes  thru  this  pipe  it  is  heated  to  a  temperature  above 
that  of  boiling  water.  This  pipe  discharges  in  a  spray  thru  a  loaded  valve 
into  a  large  expansion  chamber  where  the  water  and  more  volatile  constit- 
uents separate  in  the  form  of  vapor  which  is  condensed  in  a  coil  for  the 
recovery  of  the  light  hydrocarbons.  The  hot  oil  passes  thru  another  pipe 
direct  to  the  still  or  storage  tank.  One  of  the  most  successful  methods  for 
dehydrating  viscous  tars  is  to  cause  the  tar  to  flow  in  thin  films  over  heated 
baffle-plates  placed  in  an  air-tight  chamber  to  which  vacuum  is  applied. 
Here  the  water  and  more  volatile  constituents  volatilize  without  causing 
the  tar  to  foam  dangerously  and  the  volatile  products  are  then  carried 
thru  a  condensing  system  where  the  light  oils  condense  and  separate  by 
gravity  from  the  condensed  water.  The  dehydrated  tar  passes  out  thru 
another  opening  to  the  still  or  storage  tank. 

10.    Distillation 

Fractional  Distillation  is  that  form  of  distillation  in  which  the  original 
constituents  of  a  mixture  are  separated  mechanically  and  without  chemical 
change.  When  a  large  number  of  compounds  are  present  in  a  liquid  mix- 
ture or  in  solution  and  the  boiling  points  of  many  of  these  compounds  are 
quite  close  together,  it  is  impossible  to  separate  the  individual  constituents, 
even  qualitatively,  by  a  single  distillation.  This  is  due  to  the  fact  that  a 
relatively  small  quantity  of  the  higher  boiling  constituents  is  mechanically 
carried  over  with  the  vapor  of  the  low  boiling  constituents  and  in  like 
manner  a  relatively  small  quantity  of  the  lower  boiling  constituents  is 
mechanically  entangled  and  held  back  by  the  higher  boiling  constituents. 
If,  however,  fractions  of  the  distillate  are  made  within  comparatively  nar- 
row temperature  limits,  as  indicated  by  the  temperature  of  the  vapor 
emerging  from  the  still,  cuts  will  be  obtained  which  carry  a  preponderance 
of  those  constituents  whose  true  boiling  points  come  within  the  limits  ob- 
served. A  refractionation  of  the  individual  cuts  will  then  result  in  a  fur- 
ther and  more  complete  separation  of  the  constituents.  Petroleums  and 
tars  are  usually  subjected  to  fractional  distillation  in  the  manufacture  "' 
bituminous  materials  of  interest  in  highway  engineering.     As  both 
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mixtures  or  solutions  of  a  great  many  hydrocarbons,  no  attempt  is  made 
to  recover  individual  constituents  by  a  single  distillation.  The  distilla- 
tion is  usually  made  upon  the  crude  product  which  has  been  partially  sep- 
arated from  its  impurities  by  sedimentation  or  dehydration.  All  distilla- 
tion operations  involve  apparatus  or  equipment  consisting  of  at  least  three 
basic  units:  (1)  A  still  or  receptacle  in  which  the  material  is  heated;  (2)  a 
condenser  in  which  the  vapors  coming  from  the  still  are  condensed;  (3)  a 
receiver  in  which  the  condensed  products  are  caught.  In  the  distillation 
of  petroleums  and  tars  two  main  classes  of  products  are  obtained:  (1)  Dis- 
tillates which  pass  over  into  the  receiver;  and  (2)  residues  which  remain 
in  the  still.  The  former,  with  a  few  exceptions,  are  of  comparatively  little 
interest  from  the  standpoint  of  highway  engineering.  The  residues,  how- 
ever, often  constitute  the  materials  directly  used  in  the  treatment  or  con- 
struction of  highways.  These  residues  vary  in  character  and  usefulness, 
to  a  very  great  extent  depending  upon  the  main  object  of  the  manufacturer 
in  making  the  distillation.  If  he  is  working  primarily  for  distillates  the 
character  and  quality  of  the  residues  for  highway  purposes  are  often  greatly 
impaired  and  sometimes  ruined  (see  Art.  10,  cracking).  The  shape  and 
size  of  stills  used  in  refining  petroleums  and  tars  vary  to  a  considerable 
extent  but  they  are  usually  cylindrical  and  are  either  partially  or  wholly 
bricked  in.  More  detailed  descriptions  will  be  found  in  Arts.  19  and  28. 
Many  of  the  heavier  hydrocarbons  suffer  chemical  change  at  temperatures 
lower  than  their  boiling  point.  They  can  not  therefore  be  fractionally  dis- 
tilled without  breaking  down  into  new  compounds,  unless  means  are  devised 
to  remove  them  at  a  lower  temperature.  In  the  manufacture  of  bituminous 
materials  for  highway  work  it  is  often  necessary  to  remove  certain  of 
these  compounds  from  the  residues  without  allowing  them  to  break  down 
into  other  less  desirable  hydrocarbons,  some  of  which  would  remain  in  the 
still.  There  are  two  methods  of  securing  the  desired  results:  (1)  Distilla- 
tion under  reduced  pressure,  known  as  vacuum  distillation;  (2)  distillation 
with  live  steam.  In  the  former  the  normal  boiling  points  of  all  of  the 
hydrocarbons  are  lowered  under  the  reduced  pressure  to  such  an  extent 
that  many  of  those  which  would  otherwise  break  down  before  vaporizing  pass 
over  readily  into  the  distillate  at  the  lower  temperature.  In  the  distilla- 
tion with  steam,  which  is  more  commonly  employed,  the  heavier  hydro- 
carbons are  mechanically  carried  over  into  the  distillate  in  large  quanti- 
ties at  temperatures  much  lower  than  their  normal  boiling  points  by  the 
large  volume  of  steam  that  is  continuously  injected  into  the  liquid  mass 
during  distillation.  The  use  of  steam  of  course  results,  for  the  same  reason, 
in  cuts  or  distillate  fractions,  whose  constituents  show  a  wider  range  of 
boiling  points.  In  the  distillation  of  tars  air  is  often  used  in  place  of  steam. 
The  oxygen  of  the  air  reacts  to  some  extent  with  the  hydrocarbons  present 
so  that  the  resulting  distillation  cannot  be  said  to  be  strictly  fractional. 
This  action  is,  however,  extremely  slight  in  comparison  with  that  produced 
by  the  action  of  air  upon  petroleums  during  distillation  (see  Art.  11,  blowing). 
In  the  fractional  distillation  of  petroleums  and  tars  the  cuts  in  the  distil- 
lates may  be  made  either  according  to  the  temperature  as  registered  by  a 
thermometer  placed  in  the  vapor  before  leaving  the  still  or  according  to  the 
gravity  of  the  distillate  as  it  comes  from  the  condenser.  The  latter  method 
is  that  ordinarily  used.  At  just  what  points  cuts  are  made  depends  upon 
how  the  manufacturer  intends  to  dispose  of  his  distillates  and  what  refined 
-T-oduets  he  wishes  to  make  of  them.  Many  distillates  are  further  refined 
'-efractionating  them  and  subjecting  them  to  chemical  purification  (see 
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Art  10,  treatment  of  dibtillates).  Some  water  usually  accompanies 
the  low  boiling  and  light  gravity  distillates  unless  the  original  material 
has  previously  been  very  thoroly  dehydrated.  This  water  readily  sepa- 
rates by  gravity  from  the  hydrocarbon  distillate,  which  is  considerably 
lighter.  In  the  case  of  steam  distillation,  water  also  accompanies  the 
heavier  and  higher  boiling  hydrocarbon  distillates.  As  distillation  progresses 
the  specific  gravity  of  the  distillate  becomes  greater.  Petroleum  distillates 
are.  however,  always  lighter  than  water,  no  matter  how  far  the  fractional 
distillation  is  continued.  On  the  other  hand  the  heavier  tar  distillates 
weigh  considerably  more  than  water.  The  residue  remaining  in  the  still, 
while  always  fluid  at  the  distilling  temperature,  if  cooled  to  normal  tem- 
perature will  be  found  to  become  more  and  more  viscous  and  as  distillation 
progresses  to  pass  thru  the  semisolid  to  solid  state.  When  highway  mate- 
rials are  being  primarily  produced  samples  of  the  residue  are  withdrawn 
from  time  to  time,  cooled  and  tested  for  consistency.  The  distillation  is 
stopped  when  the  desired  consistency  has  been  obtained.  Owing  to  the 
fact  that  the  large  mass  of  material  in  the  still  retains  its  heat  for  a  long 
time,  a  certain  amount  of  distillation  continues  even  after  the  fires  have 
been  drawn.  This  makes  it  necessary  to  draw  the  fire  some  time  before 
the  desired  consistency  of  the  refined  product  has  been  reached.  Experi- 
ence soon  demonstrates  just  when  to  draw  the  fire  for  the  production  of 
a  desired  product  from  any  given  material. 

Cracking.     The  term  cracking  is  used  to  designate  the  process  of  splitting 
up  a  hydrocarbon  or  hydrocarbons  into  other  hydrocarbons  by  the  action 
of  heat.     The  cracking  of  any  given  hydrocarbon  usually  results  in  the 
formation  of  at  least  one  other  hydrocarbon  which  carries  a  higher  percen- 
tage of  carbon  than  did  the  original,  and  therefore  at  least  one  which  car- 
ries a  lower  percentage  of  carbon  and  a  higher  percentage  of  hydrogen. 
If  cracking  occurs  during  fractional  distillation,  this  results  in  the  produc- 
tion of  a  distillate  of  lower  gravity  and  boiling  point  than  that  which  would 
have  been  produced  had  the  operation  been  purely  fractional.     In  addi- 
tion, it  almost  invariably  results  in  the  formation  of  hydrocarbons  more 
unsaturated  than  the  original  hydrocarbon  which  is  cracked.     This  has  a 
most  important  bearing  upon  the  character  of  both  distillate  and  residue 
as  compared  with  those  obtained  from  the  same  material  by  purely  frac- 
tional distillation.     Many  hydrocarbons  crack, at  a  temperature  lower  than 
their  boiling  points  and  many  of  those  which  normally  boil  and  distil 
unaltered  will  crack  if  suddenly  subjected  to  a  temperature  higher  than 
their  normal  boiling  point.     Distillation  of  petroleums  and  tars  under  re- 
duced pressure  or  with  live  steam  agitation  materially  reduces  but  does 
not  entirely  prevent  cracking,   so  that  absolute  fractional  distillation  is 
seldom    attained.     Distillation    of    the    heavier   hydrocarl>ons    at   normal 
pressure  and  without  agitation  promotes  cracking,  and  if  carried  on  under 
increased  pressure  cracking  is  greatly  increased.     It  may  also  be  increased 
to  a  marked  extent  by  causing  condensation  of  the  vapors  within  the  still 
itself  whereby  the  condensed  hydrocarbons  fall  back  upon   the  residual 
mass  which  is  at  a  considerably  higher  temperature  than  their  boiling 
points.     This  may  l>e  accomplished  by  exposing  the  upper  part  of  the  still 
in  such  manner  that  it  is  considerably  cooler  than  the  lower  portion.     Bank- 
ing the  fire  under  a  still  during  distillation  also  produces  a  similar  effect. 
Unless  agitation  of  some  sort  is  utilized  during  distillation  that  portion  of 
the  material  in  contact  with  the  still  bottom  will  become  overheated  to 
such  an  extent  that  cracking  and  even  coking  will  be  induced.     This  is 
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not  only  true  of  distillation  but  also  of  any  other  heating  process  where 
direct  fire  or  very  hot  gases  are  the  source  of  heat.  As  the  very  low  boiling; 
low  gravity  distillates  are  often  the  most  valuable  and  as  the  percentage 
obtainable  from  a  given  bituminous  material  may  often  be  materially 
increased  by  cracking,  such  process  may  be  purposely  employed  by  a 
manufacturer  who  is  working  primarily  for  distillates.  On  the  other  hand, 
if  a  desirable  residue  is  the  principal  product  to  be  manufactured,  craclring 
is  studiously  avoided  (see  Art.  10,  fractional  distillation),  and  extraor- 
dinary methods  are  employed  to  reduce  it  to  a  minimum.  This  is  due  to 
the  fact  that  cracked  residuums  are  extremely  unstable  and  it  is  alm^4 
impossible  to  accurately  control  their  consistency  and  other  physical 
properties. 

Destructive  Distillation  is  that  in  which  a  material  is  distilled  until  only 
coke  remains  as  a  residue  in  the  stilL  In  the  refining  of  petroleums  and 
tars  this  process  is  only  employed  when  it  is  desired  to  obtain  the  maximum 
quantity  of  distillate  and  the  production  of  a  bituminous  residuum  is  not 
required.  As  applied  to  bituminous  materials  it  is  of  interest  only  in  con- 
nection with  the  formation  of  tars,  or  distillates  which  upon  being  fraction- 
ally distilled  will  yield  pitches.  From  this  standpoint  it  is  considered  in 
detail  under  Art.  25. 

Treatment  of  Distillates.    Petroleum  and  tar  distillates  used  in  highway 
engineering  are  not  ordinarily  subjected  to  further  refining  processes  after 
they  have  once  been  collected  except  in  the  case  of  some  petroleum  distil- 
lates which  are  chilled  and  filtered  to  extract  the  more  valuable  solid 
paraffins.     Those  which  are  not  directly  of  interest  in  highway  work  are, 
however,  often  further  refined  by  ref ractionation  and  treatment  with  concen- 
trated sulphuric  acid.     The  acid  treatment  is  used  to  remove  the  undesir- 
able unsaturated  hydrocarbons  which  usually  contain  an  unsaturated  open 
chain.     These  hydrocarbons  react  with  the  acid  to  form  sulphonic  acids 
which  are  practically  insoluble  in  the  distillate  itself  and  which  because  of 
their  higher  gravity  separate  readily  from  the  distillate.     Sulphuric  acid 
also  precipitates  certain  heavier  hydrocarbons  which  are  believed  to  be 
held  in  colloidal  solution  and  in  addition  promotes  the  polymerisation  of 
certain  hydrocarbons  to  compounds  somewhat  similar  to  those  left  in  the 
residuum  from  the  original  distillation.     The  acid  treatment  is  made  in  a 
cylindrical  lead-lined  agitator  with  a  conical  bottom  into  which  the  heavier 
sulphonic  acids  settle.     Agitation  or  diffusion  of  the  acid  thruout  the  body 
of  distillate  is  usually  secured  by  means  of  an  air  blast  injected  at  the  bot- 
tom of  the  agitator.     After  treatment  the  sludge  acid  is  withdrawn  and 
diluted  with  water,  which  breaks  up  the  sulphonic  compounds  and  sets  free 
the  hydrocarbons  which  had  combined  with  the  acid.     These  hydrocarbons 
separate  by  gravity  from  the  diluted  acid  and  are  sometimes  recovered, 
in  which  case  they  are  known  as  acid  sludge.     Sometimes  this  acid  sludge, 
which  still  contains  some  acid,  is  semisolid.     The  acid  may  be  neutralized 
and  removed  by  the  action  of  a  solution  of  caustic  soda  and  the  sludge 
then  distilled.     The  residual  acid  sludges  then  resemble  in  some  respects 
the  residuums  obtainable  from  the  material  originally  distilled.     These 
sludge  residuums  from  petroleum  distillates  are  of  interest  as  having  been 
used  in  some  instances  as  a  material  of  highway  engineering. 

11.    Oxidation 

**  ^Vurizing.     If,  during  distillation  of  a  petroleum,  sulphur  is  thrown  into 
hydrogen  sulphide  gas,  HjS,  is  copiously  evolved  and  a  much 
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neater  percentage  of  residuum  of  a  given  consistency  is  produced  than 
could  have  been  obtained  by  straight  distillation.  This  is  due  to  the 
removal  of  hydrogen  from  certain  hydrocarbon  molecules,  thus  producing 
radicals,  which  unite  to  form  much  heavier  and  less  volatile  hydrocarbons. 
The  residuum*  thus  produced  vary  in  certain  characteristics  from  residuums 
of  the  same  consistency  produced  by  fractional  distillation.  In  addition  to  the 
removal  of  hydrogen,  which  is  known  as  an  oxidizing  reaction,  the  sulphur 
may  also  react  with  some  of  the  hydrocarbons  to  form  sulphur  derivatives, 
or  hydrocarbon  molecules  which  contain  sulphur.  The  former  reaction  is, 
however,  the  more  important.  The  sulphurising  process  was  at  one  time 
quite  extensively  used  but  has  been  largely  abandoned  since  it  has  been 
found  that  blowing  air  thru  heated  petroleum  produces  much  the  same 
results. 

Blowing.     In  the  blowing  process  air  is  forced  thru  the  hot  petroleum 
so  as  to   cause  violent  agitation.    The  oxygen  of  the  air  then  removes 
hydrogen  from  certain  hydrocarbon  molecules  and  forms  water  which  passes 
off  in  the  form  of  vapor.     like  sulphur  it  may  also  combine  to  a  slight 
extent  with  certain  hydrocarbons  to  form  hydrocarbon  derivatives  con- 
taining oxygen.    As  a  rule  the  blowing  process  is  conducted  only  upon 
viscous  or  semisolid  petroleum  residuums.     It  results  in  increasing  the 
consistency  of  the  residuum  without  material  loss  in  weight  or  change  in 
gravity.     The  reaction  proceeds  most  vigorously  at  a  temperature  of  over 
206°  C  (400°  F)  and  the  heat  of  the  reaction  is  then  of  sufficient  magnitude 
to  m*JTltj"n  the  residuum  in  a  fluid  state  without  the  application  of  external 
heat.     Considerable  care  is  required  to  keep  the  residuum  at  a  temperature 
lower  than  its  flash  point,  or  otherwise  the  injection  of  copious  quantities 
of  air  is  apt  to  cause  spontaneous  combustion.    The  formation  and  dis- 
tjiuppiahinff  characteristics  of  blown  petroleums  are  given  in  Art.  20. 

12.    Fluxing 

Fluxing  with  Residuals.    The  solid  native  bituminous  materials  are 
usually  too  hard  to  be  used  directly  in  highway  engineering.     After  pre- 
liminary refining,  consisting  of  the  partial  or  complete  removal  of  impuri- 
ties, they  are  softened  to  the  desired  consistency  by  combining  or  fluxing 
them  with  fluid  or  relatively  soft  petroleum  residuums.     Solid  petroleum 
residuums  may  also  be  softened  in  the  same  manner.     The  fluxing  process 
is  ordinarily  conducted  in  an  open  tank  or  kettle  which  may  be  equipped 
with  steam  coils  or  heated  direct.     The  hard  residuum  is  first  melted  in 
the  kettle,  after  which  a  sufficient  amount  of  the  heated  petroleum  residuum 
or  flux  is  run  in  so  as  to  produce  a  finished  product  of  desired  consistency. 
Rather  prolonged  agitation  of  the  contents  of  the  kettle  is  required  to  secure 
an  absolutely  uniform  product.     Such  agitation  may  be  obtained  by  means 
of  a  mechanical  stirring  device,  or  by  agitation  with  steam  or  air.     Mechan- 
ical agitation  is  preferable  in  certain  respects  but  is  not  as  efficient  as  the 
other  two  methods.     Agitation  with  steam  is  desirable  from  many  stand- 
points but  invariably  results  in  the  mechanical  removal  of  some  of  the 
lighter  constituents  present.    Air  agitation  on  the  other  hand  causes  some 
oxidation  to  take  place,  altho  the  temperatures  employed  are  not  as  high 
►   as  that  at  which  such  oxidation  becomes  very  pronounced.     In  both  steam 
!    and  air  agitation,  however,  some  allowance,  in  the  proportion  of  flux  to  be 
!    used,  should  be  made  for  unavoidable  hardening.     In  general  the  propor- 
;    tkra  of  flux  used  is  considerably  less  than  for  the  material  fluxed.     In  some 
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cases,  however,  a  large  proportion  of  soft  blown  petroleum  residuum  xoaj 
be  hardened  or  reinforced  to  the  desired  consistency  by  incorporating  wit  4 
it  a  relatively  small  amount  of  a  harder  bituminous  material. 

Fluxing  with  Distillates.  Distillates  are  sometimes  used  as  fluxes  *°r  *h* 
harder  bituminous  materials,  which  are  then  said  to  be  cut-back.  The 
term  cutting-back  was  originally  applied  to  the  practice  of  first  distilling 
a  bituminous  material  until  the  residuum  was  hard  and  brittle  in  order 
to  obtain  certain  valuable  products  from  the  heavier  distillates,  after  which 
a  portion  of  the  distillate  was  run  hack  or  incorporated  with  the  hard 
residuum  to  bring  it  to  the  desired  consistency.  It  has,  however,  gradu* 
ally  come  to  be  used  to  denote  the  use  of  a  distillate  as  a  flux  for  any  natural 
or  artificial  residuum. 

Emulsinc&tion.  All  bitumens  are  practically  insoluble  in  water.  By 
mechanical  agitation  some  of  them  may  be  temporarily  emulsified  with 
water,  all  but  a  small  portion  of  which  soon  separates  by  gravity.  If,  how- 
ever, a  strong  solution  of  soap  is  used  the  soap  acts  as  a  medium  for  hold- 
ing the  bitumen  and  water  together  in  suspension  or  emulsion  and,  if  prop* 
erly  made,  such  emulsion  may  be  further  mixed  or  diluted  with  water 
without  causing  separation.  Dilute  bituminous  emulsions  are  nevertheless 
in  a  delicate  state  of  equilibrium  and  often  ready  to  separate  upon  slight 
provocation.  Emulsions  of  petroleums,  asphalts  and  tars  may  be  obtained 
under  suitable  conditions.  Sometimes  instead  of  using  a  manufactured 
soap,  manufacturers  of  bituminous  emulsions  first  combine  the  bitumen 
with  an  animal  or  vegetable  oil  or  fat  and  then  saponify  the  mixture  by 
means  of  caustic  soda,  potash  or  ammonia. 

PETROLEUMS 

13.    Origin  of  Petroleums 

Occurrence  of  Petroleums.  Petroleums  are  fluid  native  bitumens  widely 
distributed  over  the  earth.  They  are  known  as  mineral  oils  in  contra- 
distinction to  those  occurring  in  animal  and  vegetable  matter.  Their  name 
is  derived  from  the  Latin  words  "  petra,"  rock,  and  "  oleum,"  oil,  and  they 
are  usually  found  within  rock  formations.  History  records  a  knowledge 
of  their  occurrence  as  early  as  450  B.C.  at  Kirab,  Persia.  Altho  they 
originally  occur  in  rock  formations,  their  seepage  to  the  surface  of  the 
earth  thru  natural  rock  crevices  is  not  uncommon.  They  are  not  usually 
collected  in  paying  quantities  from  such  sources  however.  They  are  com- 
monly found  in  large  quantities  below  the  earth's  surface  at  depths  varying 
from  50  to  4000  ft  and  over.  They  are  not  limited  to  any  particular 
geological  horizon  but  are  found  in  rocks  of  all  ages  from  the  lower  Silurian 
to  the  most  recent.  They  are  frequently  accompanied  by  water  and  natural 
gas.  They  are  generally  obtained  by  boring  into  the  rock  formation  in 
which  they  occur.  The  deposits  are  almost  invariably  under  pressure, 
sometimes  as  high  as  600  lb  per  sq  in,  and  this  pressure  forces  them  to 
the  surface  for  some  time  after  the  deposit  has  been  struck.  These  deposits 
are  termed  oil  wells  but  the  petroleum  does  not  occur  as  a  well  or  subter- 
ranean lake.  It  usually  impregnates  a  porous  stratum  of  rock  such  as 
sandstone  or  conglomerate  overlaid  with  shale  or  slate  which  serves  as  a 
natural  seal  and  prevents  the  oil  from  seeping  to  the  surface  of  the  earth. 
In  exceptional  cases  it  is  found  in  immense  sandstone  lenses  embedded  in 
»is  rock.  The  natural  requirements  for  its  collection  in  quan- 
nercial  importance  are  generally  believed  to  depend  upon  the 
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structural  theory  which  is  based  upon  its  common  occurrence  in  anticlinal 
or  rock  arch  areas  (see  Art.  14,  mining  of  petroleum).  First,  there 
must  be  a  porous  reservoir  rock  such  as  sandstone,  or  otherwise  the  petro- 
leum will  remain  more  or  less  permanently  scattered  thruout  crevices  in  the 
rock  formation.  Second,  there  must  be  an  impervious  stratum  above  the 
porous  reservoir  rock  or  else  the  natural  pressure  or  infiltrating  water  will 
cause  the  oil  to  percolate  to  the  surface.  Third,  there  must  be  water 
within  the  porous  reservoir  rock  which,  being  of  higher  gravity  than  the 
oil.  will  seek  a  lower  level  and  settle  into  structural  troughs  or  synclines. 
If  water  is  not  present  the  oil  itself  will  tend'to  collect  in  synclines.  Fourth, 
there  must  be  an  anticlinal  fold  in  which  by  force  of  gravity  the  oil  in  sep- 
arating from  the  water  wiU  accumulate.  If  there  are  no  anticlinal  folds 
or  arches  the  oil  will  gradually  percolate  up  the  dip  of  inclined  strata  to 
the  point  of  ingress  of  the  water.  There  are  certain  modifications  of  the 
anticlinal  theory,  such  as  the  arrested  anticline  or  terrace,  which  have 
been  advanced  to  account  for  the  accumulation  of  petroleum  in  localities 
where  the  anticlinal  structure  proper  is  lacking.  Nearly  all  of  these  theories, 
however,  involve  an  impervious  arch  formation  of  one  sort  or  another. 

Formation  of  Petroleums.  Altho  petroleums  are  of  mineral  occurrence 
they  are  composed  of  mixtures  of  a  great  number  of  organic  compounds 
consisting  mainly  of  hydrocarbons.  A  numl>er  of  theories  have  been  ad- 
vanced as  to  their  origin  and  it  is  doubtful  if  any  single  theory  can  be  made 
to  satisfactorily  explain  the  formation  of  all  petroleums.  The  theories  fall 
into  two  general  classes:  those  which  consider  petroleums  to  be  of  inor- 
ganic origin,  and  those  which  consider  them  to  be  of  organic  origin.  Accord- 
ing to  the  inorganic  theories  the  formation  of  hydrocarbons  is  explained 
by  (1)  the  action  of  thermal  waters  and  acids  upon  carbonate  rocks  under 
great  pressure,  and  (2)  the  action  of  water  upon  large  masses  of  metallic 
carbides,  which  are  believed  to  have  been  formed  in  the  interior  of  the 
earth.  The  second  theory  has  received  more  support  than  the  first.  It  is 
well-known  that  calcium  carbide  is  decomposed  by  water  with  the  libera- 
tion of  the  hydrocarbon  gas  acetylene,  according  to  the  following  reaction, 
CaCt  +  2HjO  =  Ca(OH)  2  +  CzH*.  In  like  manner  aluminum  carbide  reacts 
with  water  to  form  methane,  which  is  a  constituent  of  natural  gas, 
Al«Cj  +  12H20  -  4Al(OH),  +  3CH4.  There  are  a  number  of  carbides  of 
iron  which  react  with  water  to  form  hydrocarbons  and  these  reactions 
may  be  expressed  by  the  equation,  3Fem('n  +  4mH20  =  mFei04+  Can  Hgm. 
There  are  reasons  for  believing  that  considerable  quantities  of  the  carbides 
of  iron  have  been  formed  within  the  earth  and  that  these  carbides  have  in 
some  instances  reacted  with  water  to  produce  the  magnetic  oxide  of  iron, 
FejOi.  and  those  hydrocarbons  found  in  petroleums.  The  constant  deflec- 
tion of  the  magnetic  needle,  as  rioted  in  the  locality  of  certain  petroleum 
deposits,  has  given  support  to  the  theory  of  the  formation  of  these  petro- 
leums from  carbides  of  iron.  The  organic  theories  account  for  the  forma- 
tion of  petroleum  from  animal  or  vegetable  matter  enclosed  in  sedimen- 
tary deposits  which  have  afterwards  been  converted  into  rock.  These 
theories  may  be  divided  into  two  classes:  (1)  Those  which  consider  petro- 
leums to  be  the  product  of  direct  decomposition  or  reaction  of  the 
organic  matter  within  the  formation  in  which  it  is  enclosed,  and  (2)  those 
which  consider  petroleums  as  distillates  produced  by  natural  causes  from 
the  enclosed  organic  matter.  The  latter  is  perhaps  the  most  plausible  of 
any  single  theory  and  may  be  made  to  explain  the  many  variations  of 
petroleums  obtained  from  different  localities.     The  vegetable  matter 
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tiered  to  have  been  responsible  for  the  formation  of  petroleums  is  known 
as  diatoms,  a  minute  form  of  plant  life.  Forminifera  are  beheved  to  be 
the  minute  animal  organisms  responsible  for  other  petroleums.  With  regard 
to  the  latter  it  is  well  known  that  a  wax-like  material,  cholesterol,  is  present 
in  all  fatty  animal  bodies  and  that,  when  this  material  is  destructively 
distilled,  certain  portions  of  the  distillate  are  optically  active  (see  Art.  4, 
isomerism).  From  certain  petroleums  distillates  are  obtained  which  for 
similar  ranges  of  boiling  point  exhibit  the  same  optical  activity  as  do  the 
distillates  from  cholesterol.  This  is  considered  as  satisfactory  evidence 
that  such  petroleums  have  been  produced  from  animal  matter.  Both 
animal  and  vegetable  matter,  if  subjected  to  distillation  under  high  pres- 
sure, can  be  made  to  yield  hydrocarbon  mixtures  similar  to  those  found  in 
petroleums.  In  nature  it  is  probable  that  distillation  was  conducted  in  the 
presence  of  steam  at  the  lowest  possible  temperature  and  at  gradually 
increasing  but  comparatively  high  pressures  as  the  overlying  deposits  accu- 
mulated upon  those  formations  inclosing  the  organic  matter  being  distilled - 
The  natural  conditions  of  temperature,  pressure  and  time  cannot  be  dupli- 
cated in  the  laboratory  or  factory  by  man,  and  as  they  are  most  important 
factors  in  so  far  as  the  characteristics  of  the  ultimate  products  are  con- 
cerned, the  differences  between  natural  and  artificial  bitumens  are  readily 
explained.  As  an  example  may  be  cited  the  destructive  distillation  of 
organic  matter  under  atmospheric  pressure  which  produces  distillates  known 
as  tars  and  which  are  chemically  quite  distinct  from  distillates  produced 
from  the  same  materials  under  pressure,  owing  to  the  formation  of  hydro- 
carbons of  entirely  different  series.  In  nature  secondary  distillations  might 
also  take  place  which  would  result  in  a  complete  change  in  the  characteristics 
of  the  first  material  formed.  If  the  secondary  distillation  was  fractional, 
a  solid  residue  might  remain  and  thus  an  asphalt  or  rock  asphalt  be  produced. 
The  secondary  distillate  would  then  appear  as  a  petroleum  of  quite  different 
characteristics  from  the  one  first  formed. 

14.    Production  of  Petroleums 

World's  Production  of  Crude  Petroleum.    Statistical  information  rela- 
tive to  the  production  of  crude  petroleum  dates  back  to  1857,  with  Roumania 
producing   1977   bbl.      In  1859  the   United   States  started  with  a  pro- 
duction of  2000  bbl,  about  one-half  as  much  as  was  produced  by  Rou- 
mania during  the  same  year.     Since  then  the  production  of  crude  petro- 
leum has  increased  with  wonderful  rapidity  until  it  has  become  the  largest  I 
and  one  of  the  most  important  natural  industries  of  the  world.     In  1860 ! 
the  United  States  assumed  the  lead  of  the  oil  producing  countries,  which 
lead  it  has  steadily  maintained.     Since   1903  it  has  annually  produced 
more  than  all  of  the  other  countries  combined.     At  the  close  of  1913  its 
total  recorded  production  was  somewhat  over  three  billion  barrels,  while, 
that  of  the  whole  world  was  over  five  billion  barrels.     In  1913  its  nearest1 
competitor,  Russia,  produced  less  than  one-fourth  as  much.     The  world's- 
production  by  countries  from  1904  to  1913,  according  to  Day  (16a),  is. 
given  in  Table  I.     As  of  particular  interest  in  connection  with  the  pro* 
duction  of  bituminous  materials  for  highway  engineering  should  be  noted 
the  remarkable  growth  in  the  crude  petroleum  industry  of  Mexico.     Start- , 

the  production  of  some  200  000  bbl  in  1904,  it  ranked  next  tq; 

of   the   twelve  important   petroleum   producing   countries.    By 
is  producing  over  25  000  000  bbl  and  ranked  third  anippg  thai 
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important  petroleum  producing  countries.  Since  1912  Mexican  petroleum 
has  been  extensively  used  in  the  manufacture  of  bituminous  road  and  paving 
materials  in  the  United  States  and  promises  to  become  a  most  important 
source  of  supply  for  European  countries.  Another  petroleum  of  interest 
from  the  standpoint  of  highway  engineering  in  the  United  States  is  that 
obtained  from  Trinidad,  which  in  1911  produced  about  180  000  bbl;  in 
1912,  451  986  bbl;  and  in  1913,  503  616  bbl. 


Table  L— World's  Production  of  Crude  Petroleum  1904-1913,  in  Barrels 

of  42  Gallons 


Country 

1904 

1905 

1906 

1907 

1908 

United  State* 

Russia 

117  080  960 

78  586  666 

220  668 

8  699  026 

6  608  486 

5  947  888 

8  886  468 

1  419  478 

846  884 

687  481 

662  676 

25  476 

40  000 

184  717  680 

64  960  270 

820  879 

4  420  987 
7  849  896 

5  766  817 
4  187  098 
1  472  804 

447  880 

660  963 

684  095 

44  027 

80  000 

126  498  936 

68  897  811 

1  097  264 

6  878  184 

8  180  657 

5  467  967 

4  016  803 

1  710  768 

686  294 

578  610 

569  763 

68  577 

80  000 

166  095  385 
61  850  784 

1  717  690 

8  118  207 

9  982  597 
8  456  841 
4  344  162 

2  001  888 
756  226 
756  681 
788  872 

59  876 
80  000 

178  527  865 
62  186  447 

Mexico 

3  481  610 

Dutch  East  Indies. . 
Griwi* 

8  252  157 
10  288  857 
12  612  296 

India 

5  047  038 

2  070  145 

1  011  180 

Germany 

1  009  278 

527  987 

Italy 

Other  Countries*.. . 

60  966 
30  000 

218  299  419 

216  861  296 

214  010  124 

264  968  008 

285  089  815 

Country 

1909 

1910 

1911 

1912 

1918 

United  State*  

Russia 

183  170  874 

65  970  860 

2  448  742 

9  827  278 

11  041  862 

14  982  799 

6  676  517 

1  889  668 

1  316  118 

1  018  837 

420  765 

42  888 

80  000 

209  667  248 
70  886  574 

8  882  807 

9  723  806 

11  080  620 

12  673  688 
6  187  990 
1  980  661 
1  880  106 
1  082  522 

815  895 
60  830 
80  000 

220  449  891 
66  188  691 
14  051  648 

11  107  460 

12  172  949 
10  619  270 

6  451  208 
1  668  908 
1  368  274 
1  017  045 

291  096 
74  709 

200  000 

222  985  044 

68  019  208 

16  658  215 

12  976  232 

10  845  624 

8  585  174 

7  116  672 

1  671  405 

1  761  148 

1  031  050 

243  836 

53  778 

470  000 

248  446  230 
60  936  482 

M+rfor?  .  . 

25  696  291 

Dutch  East  Indies. . 

Grik** 

13  554  768 

11  966  857 

7  818  180 

fadi* 

*7  500  000 

Japan 

1  942  009 

Peru 

1  857  855 

Germany 

*  995  764 

Canada ~ 

228  080 

Italy 

Other  Countries*... 

50  334 
517  616 

Entire  World 

298  226  078 

327  482  746 

845  645  624 

352  210  881 

381  608  916 

*  Estimated. 


Production  and  Importation  of  Petroleum  in  the  United  States.  Accord- 
ing to  location  and  classification  the  oil  producing  areas  of  the  United 
States  are  commonly  divided  into  seven  fields,  known  as  (1)  the  Appa- 
lachian Field,  (2)  the  Lima-Indiana  or  Ohio-Indiana  Field,  (3)  The  Illinois 
Field,  (4)  the  Mid-Continent  Field,  (5)  the  Gulf  Field,  (6)  the  California 
Field  and  (7)  the  Colorado-Wyoming  Field.  Relatively  small  quantities 
of  petroleum  have  also  been  exploited  in  Missouri,  Michigan,  Utah,  Arkan- 
sas, Montana,  Washington,  Oregon,  Idaho,  Nevada,  New  Mexico  and 
Alaska.    The  Appalachian  Hold  **t*nds.  from  western  Now  York 
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general  southwesterly  direction  along  the  western  side  of  the  Alleghany 
Mountains,  thru  Pennsylvania,  eastern  Ohio,  the  northwestern  part  of 
West  Virginia  into  eastern  Kentucky  and  Tennessee.  .  The  Lima-Indiana 
Field  includes  the  northwestern  part  of  Ohio  and  middle  Indiana;  the 
Illinois  Field,  Illinois  and  northwestern  Kentucky;  the  Mid-Continent 
Field,  southeastern  Kansas,  eastern  Oklahoma  and  northern  Texas;  and 
the  Gulf  Field,  Louisiana  and  all  but  the  northern  portion  of  Texas.  Other 
fields  of  direct  interest  to  the  United  States  are  the  Mexican  and  Trinidad 
Fields.  The  former  covers  an  area  embraced  in  the  coastal  plain  extend- 
ing along  the  Gulf  of  Mexico  from  the  Panuco  River  in  Tamaulipas  to 
below  Tuxpan.  The  latter  is  located  on  the  Island  of  Trinidad  some  miles 
from  the  great  lake  asphalt  deposits.  The  California,  Gulf,  Illinois,  Mid- 
Continent,  Mexican  and  Trinidad  Fields  produce  petroleums  extensively 
used  in  the  manufacture  of  bituminous  road  and  paving  materials.  The 
production  by  fields  and  importation  of  petroleum  by  the  United  States 
from  1904  to  1913,  according  to  Day  (16a),  is  given  in  Table  II.  It 
will  be  noted  that  the  production  of  the  Appalachian  Field  has  quite 
steadily  declined  during  the  10  years  covered  by  Table  II,  and  that  there 
has  been  a  rapid  decline  in  that  of  the  Lima-Indiana  Field.  As  neither 
of  these  fields  produce  petroleums  well  adapted  to  the  manufacture  of 
bituminous  road  and  paving  materials,  their  decline  is  of  no  direct  interest 

Table  II. — Production  and  Importation  of  Crude  Petroleum  by  the  United 

States,  1904-1913,  in  Barrels  of  42  Gallons 


Field 

1904 

1906 

1906 

1907 

1908 

Appalachian 

31  408  667 
24  689  184 

29  366  960 
22  294  171 
181  084 
12  686  777 
36  626  823 
33  427  473 

27  741  472 
17  664  661 
4  397  060 
22  838  653 
20  627  520 
33  098  598 

25  342  137 
13  121  094 
24  281  978 
46  846  267 
16  410  299 
39  748  875 

24  945  517 

T^mft-Indiana ,  ,  .  T 

10  032  806 

33  686  288 

Gulf 

6  186  629 
24  631  269 
29  649  434 

48  328  810 
16  272  074 

California 

44  864  737 

Other  Fields 

o615  877 

a386  792 

0336  082 

O846190 

o412  674 

Total 

117  080  960 

134  717  580 

126  493  936 

166  095  335 

178  627  366 

Field 

1909 

1910 

1911 

1912 

1913 

26  636  844 
8  211  443 
30  898  339 
50  833  740 
10  886  240 
55  471  601 
0836  667 

26  892  579 
7  263  861 

33  148  362 

59  217  682 
9  680  465 

73  010  660 
6368  839 

23  749  832 
6  231  164 
31  817  038 
66  596  477 
10  999  873 
81  134  891 
6421  616 

26  338  516 
f  4  925  906 
28  601  808 
66  473  346 

8  546  018 
d87  272  598 

1  778  358 

25  921  786 

Idma-Indiana 

4  778  138 

23  898  889 

Gulf 

84  920  225 
8  542  494 

California 

97  788  525 

Colorado- Wyoming .  .  .  . 
Other  Fields 

2  596  321 
*10  843 

69  614 

557  181 

1  709  932 

7  383  229 

17  869  082 

Total 

183  240  488 

210  114  429 

222  159  823 

280  318  278 

266  815  812 

a  Includes  Colorado  and  Wyoming. 
6  Includes  Michigan  and  Missouri. 
-  includes  Michigan. 

eludes  Alaska. 

dudes  Alaska,  Michigan,  Missouri,  and  New  Mexico. 
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in  liRhway  engineering.  These  petroleums,  however,  Tor  many  years  eup- 
pliec.  most  of  the  demand  (or  light  distillates  such  as  gasoline.  As  the  de- 
mand [or  these  distillates  has  increased  out  of  proportion  to  the  produc- 
tion if  high  gasoline  bearing  petroleums,  many  of  those  suitable  for  the 
man  u  he  tare  ol  bituminous  road  and  paving  materials  have  been  sub- 
jected to  cracking  processes  which  make  them  unsuitable  for  such  use  but 
has  greatly  increased  the  yield  of  light  distillates.  The  production  of 
Califoraia  petroleums,  most  of  which  are  eminently  suited  for  the  manu- 
facture if  bituminous  road  and  paving  materials,  has  shown  a  tremendous 
increase  until  in  1910  it  exceeded  that  of  Russia,  the  second  petroleum 
producing  country  of  the  world.  This  immense  increase  together  with  the 
importation  of  large  quantities  of  Mexican  petroleum  has  much  more 
than  offset  the  marked  decline  in  production  of  the  Gulf  Field  and  gradual 
later  decline  of  the  Illinois  Field.  The  Mid-Continent  Field,  which  is  of 
some  importance  from  the  standpoint  of  highway  engineering,  has  shown 
an  increase  second  only  to  that  of  California.  The  importation  of  petro- 
leum by  the  United  States  assumed  considerable  proportions  in  1911  when 
over  1  700  000  bbl,  almost  entirely  of  Mexican  production,  were  imported 
and  used  extensively  in  the  manufacture  of  road  and  paving  materials. 
By'  1913  this  importation  had  increased  to  over  17  000  000  bbl  and  the 
Mexican  petroleum  refining  industry  had  become  firmly  established  in  the 
eastern  part  of  the  United  States.  During  1912  and  1913  appreciable 
iiuantities  of  Trinidad  petroleum  were  imported  by  the  United  States. 
At  the  close  of  1914  it  was  estimated  that  over  IB  500  000  bbl  of  petroleum 
had  been  imported  during  that  year,  most  of  it  coming  from  the  Mexican 
Field.  The  estimated  total  production  of  petroleum  in  the  United  States 
during  1914  was  284  000  000  bbl.  an  increase  of  some  36  000  000  bbl  over 
that  of  1913. 

The    Mining    of    Petroleum.     Petroleum   is    obtained    from    the   porous 

reservoir  rock  in  which  it  occurs  (see  Art.  13,  formation  or  PETROLEUMS) 

by  boring  thru  the  overlying  strata  until  the  oil  bearing  rock  is  struck. 

These    borings    are   made    in    much    the 

wells.  In  petroleum  fields,  the  oil 
bearing  stratum  is  usually  struck  at 
depths  varying  from  50  to  2000  ft.  Ac- 
cording to  the  anticlinal  theory  of 
petroleum  formation,  the  porous  stratum 
also  contains  water  and  may  contain 
natural  gas.  As  the  gas,  oil  and  water 
will  have  accumulated  at  different  levels 
by  force  of  gravity,  it  is  necessary  to 
locate  that  level  at  which  the  petroleum 
has  collected  (see  Fig.  1).  Once  oil  is 
found  in  such  structural  formation  it  is 
evident  that  a  great  number  of  borings 
into  the  some  oil  bearing  strata  will 
Kg.  1.     Anticlinal  Oil  Bearing  follow  certain  general  lines.     The  oecur- 

Stratum  renoe  of  petroleum  along  these  general 

lines  was  noted  long  before  the  anti- 
clinal theory  was  evolved  and  operations  were  extended  at  both  extremes  of 
direction  indicated  by  the  general  lines  connecting  those  borings  or  wells 
which  had  proved  most  prolific.     At  the  present  time  the  services  of  trained 
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geologists  are  employed  in  locating  new  sources  of  supply  as  their  knowl- 
edge of  geological  formations  and  the  probable  trend  and  extent  of  oil 
bearing  strata  when  once  struck  reduces  to  a  science  the  former  hit-and-miss 
methods  of  petroleum  prospecting.     Fig.  1  further  illustrates  the  possible 
simultaneous  production  of  gas  and  petroleum  or  petroleum  and  water 
from  a  single  well.     As  the  petroleum  may  occur  under  pressure,  it  may 
be  driven  to  the  surface  with  great  force  after  the  oil  rock  has  been 
struck.     Such  wells  are  called  gushers.     In  many  cases  they  flow  for  only 
a  few  days,  after  which  pumping  becomes  necessary.     Certain  gushers, 
however,  flow  for  a  long  time  and  produce  enormous  quantities  of  oiL 
A  possible  production  of  as  high  as  200  000  bbl  per  day  has  been  reported 
from  some  phenomenal  gushers.     The  annual  capacity  of  a  angle  Mexican 
well  has  been  estimated  at  30  000  000  bbl.     As  the  large  gushers  produce 
oil  more  rapidly  than  it  can  be  handled,  recourse  is  had  to  a  process  known 
as  capping  by  means  of  which,  after  oil  has  been  struck,  the  boring  may 
be  closed  and  the  outflow  of  oil  regulated  by  a  valve.     Before  capping 
devices  were  perfected  immense  quantities  of  petroleum  were  not  only  lost 
but  caused  ruination  to  the  vegetation  of  the  localities  in  which  the  large 
gushers  were  struck.     Sometimes  the  oil  caught  fire  at  the  mouth  of  the 
well.     In  such  a  case  it  could  not  be  extinguished  until  large  quantities  had 
been  consumed  in  flame  and  the  flow  had  greatly  subsided.     In  many  cases, 
after  a  well  stops  flowing  and  pumping  proves  no  longer  economical,  an 
increased  yield  may  be  obtained  by  what  is  known  as  shooting  the  well. 
The  shooting  process  is  conducted  by  exploding  a  shell  or  torpedo,  contain- 
ing nitroglycerin,  which  has  been  lowered  to  the  bottom  of  the  well.    The 
well  is  then  said  to  have  been  torpedoed.    This  results  in  fracturing  the 
oil  bearing  stratum  and  facilitating  the  flow  of  oil  to  the  bottom  of  the 
boring.     Frequently  the  flow  of  oil  from  the  well  is  again  started  by  this 
means  and  may  continue  for  some  time,  after  which  pumping  becomes 
necessary.    The  well  may  be  torpedoed  a  number  of  times  with  good  results 
before  it  is  finally  abandoned.     Sometimes  a  well  driven  into  a  more  favor- 
bly  located  portion  of  the  oil  bearing  stratum  will  drain  oil  from  another 
well  and  cause  it  to  stop  producing. 

Transportation  and  Storage  of  Crude  Petroleum.  Crude  petroleum  is 
usually  transported  by  pipe  lines  and  tank  steamers.  The  pipe  lines  vary 
from  4  to  8  in  in  diameter  and  some  of  them  are  exceedingly  long.  They  are 
placed  well  underground.  Pumping  stations  are  located  at  varying  inter- 
vals and  the  oil  is  pumped  from  station  to  station.  When  the  crude  ctt 
is  very  viscous  recourse  is  sometimes  had  to  a  pipe  rifled  in  much  the  same 
manner  as  a  gun  barrel.  In  such  cases  a  small  quantity  of  water  is  pumped 
with  the  oil  and,  owing  to  the  centrifugal  motion  imparted  by  the  rifling; 
finds  its  way  to  the  inner  surface  of  the  pipe  and  serves  as  a  lubricant 
between  it  and  the  oil.  In  the  United  States  many  different  grades  and 
types  of  petroleums  are  piped  to  the  large  refineries  thru  the  same  line, 
and  the  grades  therefore  often  become  mixed.  The  longest  known  line 
extends  for  a  distance  of  1600  miles  from  the  Oklahoma  Field  northward 
thru  Chicago  and  from  thence  to  the  Atlantic  Coast.  A  refinery  located 
at  Bayonne,  N.  J.,  may  therefore  refine  petroleum  from  a  number  of  fields. 
When  cheap  water  transportation  can  be  had  the  crude  petroleum  is  often 
piped  directly  to  tank  barges  or  tank  steamers.  In  some  cases  where  har- 
borage is  unsatisfactory  the  pipes  are  laid  under  water  to  the  point  at 
which  ships  may  be  anchored.  At  the  Tuxpan  station,  Mexico,  ships 
sd  in  the  open  roadstead,  the  oil  being  pumped  thru  submarine 


An.  IS  Classification  of  Petroleums  625 

pipe  lines.     These  are  connected  with  the  ships  by  flexible  tubing.     The 
advantage  of  this  method  is  that  ships  of  any  draught  may  be  loaded  to 
hill  capacity.     Tank  steamers  vary  somewhat  in  size  and  design  but  are 
generaly  divided  into  tanks  or  compartments  in  order  that  the  ship  may 
not  become  unbalanced  when  listing  in  a  rough  sea.     The  principal  dimen- 
sions of  a  modern  tank  steamer  designed  to  carry  2  250  000  gal  of  oil  in 
bulk  are  as  follows:   Length  over  all  435  ft,  beam  54  ft,  depth  31  ft,  6  in. 
Such  a  steamer  is,  subdivided  into  16  tanks  for  oil.     Petroleum  refineries  are 
usually  so  located  that  they  may  either  be  directly  connected  by  pipe  lines 
with  the  source  of  supply  or  else  delivery  from  tank  steamers  may  be  made 
direct.     At  the  refinery  the  crude  oil  is  run  into  large  vertical  cylindrical 
storage  tanks  constructed  of  sheet  metal  and  usually  holding  from  30  000 
to  75  000  bbL    They  are  set  rather  far  apart  and  are  surrounded  by  an 
earth  pit  or  ditch  of  sufficient  capacity  to  hold  the  entire  contents  of  the 
tank  in  case  of  leakage  or  fire.     The  greatest  danger  from  fire  is  encoun- 
tered from  lightning  during  electrical  storms.     The  pit  is  designed  to  prevent 
the  spread  of  fire  in  such  cases  to  other  parts  of  the  refinery  by  streams 
of  burning  oil.     In  the  storage  tanks  sedimentation  takes  place  (see  Art.  9) 
and  most  of  the  water  and  mineral  matter,  if  present,  separates  and  settles 
to  the  bottom  of  the  tank.     The  petroleum  is  piped  directly  from  the  stor- 
age tank  to  the  topping  plant  or  still  for  refining.     When  the  contour  of 
the  site  of  the  plant  makes  it  practicable,  the  storage  tanks  may  be  set  at 
a  higher  elevation  than  the  rest  of  the  refinery  so  that  the  oil  may  be  run 
by  gravity  directly  from  the  tanks  to  the  stills. 

15.    Classification  of  Petroleums 

General  Characteristics.  Petroleums  are  mixtures  or  solutions  of  a  great 
number  of  hydrocarbons  and  often  contain  sulphur,  nitrogen  and  oxygen 
derivatives  of  the  hydrocarbons.  In  general  the  composition  of  all  petro- 
leums is  similar  but  the  relative  proportions  of  the  individual  constituents 
vary  to  such  an  extent  that  wide  variations  occur  in  both  the  physical 
and  chemical  properties  of  petroleums  from  different  sources.  Upon  ultimate 
analysis,  the  elemental  constituents  are  found  to  occur  within  compara- 
tively narrow  limits  for  all  types  and  grades  so  that  the  elemental  compo- 
sition does  not  serve  as  a  practical  method  of  classification.  In  general, 
carbon  is  found  to  lie  between  80  and  87%;  hydrogen  10-14%,  sulphur 
0-5%,  nitrogen  0-2%,  and  oxygen  0-4%.  The  specific  gravity  of  petro- 
leum varies  from  0.73  to  1.00  and  slightly  higher.  The  viscosity  generally 
increases  with  the  specific  gravity.  Petroleums  vary  in  color  from  green- 
ish brown  to  nearly  black  and  often  exhibit  a  reddish  brown  or  orange  color 
by  transmitted  light.  They  are  sometimes  slightly  fluorescent.  Those  of 
lighter  gravity  are  usually  fluid,  oily  liquids,  while  the  heavier  petroleums 
are  thick,  viscous  and  often  sticky.  As  a  rule  they  have  a  rather  unpleas- 
ant odor,  particularly  those  which  carry  a  high  percentage  of  sulphur. 
They  carry  varying  quantities  of  light  volatile  hydrocarbons  which  vapor- 
ise upon  exposure  and  leave  the  oil  more  viscous,  and  with  a  somewhat 
higher  gravity  if  it  is  subject  to  prolonged  storage  in  the  open.  Their 
flash  point  may  also  be  raised  by  this  means.  Many  of  them  flash  at 
ordinary  temperature,  particularly  those  of  lighter  gravity.  When  freed 
from  the  natural  impurities  such  as  water  and  sediment,  petroleums  are 
completely  soluble  in  carbon  disulphide  and  carbon  tetrachloride,  an*4  *- 
a  large  extent  soluble  in  light  gravity  paraffin  naphtha.     As  their  gr 
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increases,  however,  they  become  less  soluble  in  the  latter  solvent.  They 
are  practically  insoluble  in  dimethyl  sulphate.  When  passed  thru  a  col- 
umn of  fuller's  earth,  a  fractionation  of  the  constituents  occurs  and  the 
coloring  matter  is  removed  to  a  great  extent.  This  is  due  to  what  it*  known 
as  selective  absorption  of  the  mineral  colloidal  matter,  which  exhibits  a 
decided  preference  for  the  heavier  black  asphalt ic  hydrocarbons  present. 
The  first  liquid  percolating  thru  the  fuller's  earth  is  nearly  water  whits 
and  of  very  much  lighter  gravity  than  the  original.  Natural  filtration 
thru  clays  and  other  colloidal  matter  is  believed  to  be  responsible  for  the 
formation  of  naphtha  springs,  a  few  of  which  are  known  to  exist.  The 
principle  of  selective  colloidal  absorption  is  made  use  of  in  certain  refining 
operations  to  which  some  petroleum  products  are  subjected.  Petroleums 
are  themselves  often  powerful  solvents  or  fluxes  for  the  asphalts  and  other 
solid  native  bitumens.  Their  solvent  action  in  this  connection  increases 
with  their  gravity  and  usually  with  a  decrease  in  their  percentage  of  light 
volatile  hydrocarlx>ns.  Their  coefficient  of  expansion  generally  varies 
inversely  with  their  specific  gravity  and  lies  between  0.0006  and  0.0009 
per  °C.  Their  specific  heat  also  varies  inversely  with  their  specific  gravity 
and  lies  between  0.4  and  0.5.  There  are  a  number  of  methods  of  classifying 
petroleums,  the  most  widely  used  being  according  to  locality  or  fields,  as 
most  of  the  oils  from  a  given  locality  resemble  each  other  in  physical  and 
chemical  properties  more  closely  than  do  those  from  different  fields.  Local- 
ity classification  has  to  some  extent  been  used  to  indicate  grades,  and  thus 
the  term  Pennsylvania  Grade  has  been  [used  to  cover  all  petroleums 
which  exhibit  properties  very  similar  to  those  found  in  Pennsylvania,  altho 
they  may  not  occur  in  that  state.  Petroleums  are  also  sometimes  classi- 
fied and  sold  according  to  specific  gravity,  particularly  when  oils  of  differ- 
ent gravity  occur  in  the  same  field.  The  Baume  scale  is  made  use  of  by 
petroleum  producers  and  refiners  in  preference  to  direct  specific  gravity 
expressions  (see  Art.  33).  It  is  therefore  customary  to  hear  a  petroleum 
spoken  of  as  a  38°  B  oil  or  14°  B  oil,  etc.  The  petroleums  of  North  America 
in  particular  are  often  classified  according  to  the  character  and  quantity 
of  semisolid  residue  which  may  be  obtained  by  subjecting  them  to  frac- 
tional distillation,  the  terms  used  to  designate  such  residues  or  bases  being 
paraffin,  asphaltic  and  semiasphaltic. 

Paraffin  Petroleums  are  those  in  which  the  paraffin  or  CnH2n+a  hydro- 
carbons predominate  in  both  the  fluid  and  solid  compounds  present.  They 
are  usually  of  low  gravity  and  low  flash  point  and  upon  fractional  distilla- 
tion yield  large  quantities  of  valuable  light  distillates,  lubricating  dis- 
tillates and  scale  paraffin.  The  semisolid  residues  are  soft,  greasy  bodies 
which  contain  a  relatively  small  amount  of  the  cyclic  CnH2n.  CnHja-ii 
CnH2n-4.  etc,  hydrocarbons  so  prevalent  in  asphalts.  They  are  chem- 
ically stable  because  of  the  high  percentage  of  paraffins  present.  They 
are  commercially  the  most  valuable  of  any  of  the  types  of  petroleums  but 
are  un suited  for  the  manufacture  of  bituminous  road  and  paving  materials 
except  dust  palliatives  and  fluxes,  as  they  have  practically  no  cementitious 
qualities.  In  the  early  days  of  the  sheet  asphalt  paving  industry,  they 
were  extensively  employed  in  the  manufacture  of  fluxes  for  refined  asphalts 
but  since  the  production  of  asphaltic  and  semiasphaltic  petroleums  has 
increased  so  enormously  their  use  in  this  connection  has  fallen  off.  Petro- 
leums from  the  Appalachian,  Lima-Indiana  Fields  and  some  from  the 
Mid-Continent  Field  are  classed  as  paraffin  petroleums.  Those  from  the 
A  -"alachian  represent  the  purest  paraffin  type  and  are  the  most  valuable. 
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Fig.  2.    Crude  Paraffin  Petroleum 


selling  in  certain  instances  as  high  as  $2.50  per  bbl  at  the  well  during 
1914.  A*  diagram  of  the  relative  proportion  of  constituents  in  a  crude 
paraffin  petroleum  is  shown  in  Fig.  2. 
This  diagram  represents  a  typical  par- 
affin petroleum  fractionally  distilled 
down  to  semisolid  consistency,  the 
residue  amounting  to  8%  being  repre- 
sented by  the  area  below  the  line  a  a. 
The  white  area  A  represents  the  paraf- 
fins and  naphthenes;  area  B,  the  more 
stable  unsaturated  cyclic  compounds; 
area  C,  the  unstable  hydrocarbons 
usually  having  an  unsaturated  side 
chain ;  and  area  D,  the  solid  asphaltic 
hydrocarbons.  The  entire  area  above 
a  a  is  considered  as  representing 
the  total  mixed  fractions  which  have 
been  distilled  off.  The  relative  per- 
centage of  the  various  classes  of 
hydrocarbons  in  the  total  distillate  as 

well  as  in  the  semisolid  residue  is  indicated  by  the  shaded  areas.  If 
this  were  done  for  individual  fractions  it  would  be  found  that  all  but  about 
2%  of  the  first  10%  fraction  consists  of  paraffin  and  naphthenes,  the  re- 
mainder being  unsaturated  but  stable  cyclic  hydrocarbons.  The  absence 
of  asphaltic  hydrocarbons  D  would  be  shown  by  practically  nothing  being 
removed  when  treated  with  fuller's  earth.  Failure  of  ordinary  concen- 
trated sulphuric  acid  to  act  upon  the  distillate  would  prove  the  absence 
of  olefines  and  similar  unsaturated  hydrocarbons  C.  The  amount  removed 
by  the  action  of  fuming  sulphuric  acid  would  be  indicated  by  B,  and  A 
would  be  those  hydrocarbons  unattacked  by  the  fuming  sulphuric  acid. 
It  will  be  noted  that  about  48%  of  the  semisolid  residue  consists  of  paraf- 
fins and  naphthenes  and  only  about  2%  of  asphaltic  hydrocarbons. 

Asphaltic  Petroleums  are  those  in  which  the  cyclic  hydrocarbons  of  the 
CnHto.  CnH2n-2.  CnH2n-4  and  similar  series  predominate  in  both  the 
fluid  and  solid  compounds  present.  They  are  usually  of  high  gravity  and 
upon  volatilization  or  fractional  distillation  produce  large  percentages  of 
semisolid  and  solid  residues  closely  resembling  the  native  asphalts  in  phys- 
ical and  chemical  proDerties.  These  residues  are  more  unstable  than  those 
obtained  from  paraffin  petroleums  but  are  highly  cementitious,  while  the 
latter  are  not.  The  solid  hydrocarbons  of  the  C'uH2n+2  series  are  either 
wholly  lacking  in  these  residues  or  are  present  in  very  small  amounts. 
The  asphaltic  petroleums  yield  but  little  light  volatile  distillates  and  the 
heavier  distillates  are  often  inferior  for  commerical  purposes  unless  most 
carefully  produced  by  vacuum  or  steam  distillation.  They  are  the  least 
valuable  commercially  of  any  type  of  petroleum  and  during  1914  sold  for 
as  low  as  $0.38  per  bbl  at  the  well.  They  are,  however,  eminently  suited 
to  the  manufacture  of  bituminous  road  and  paving  materials  and  aic  exten- 
sively used  for  this  purpose.  Most  petroleums  from  the  California,  Mexican 
and  Trinidad  Fields  may  be  classed  as  asphaltic,  altho  Mexican  petroleums 
are  sometimes  classed  as  semiasphaltic.  Most  of  the  truly  asphaltic  petroleums 
oocur  in  the  United  States  or  immediate  vicinity  and  the  use  of  such  oils  in  the 
manufacture  of  bituminous  road  and  paving  materials  has  naturally  devel- 
oped in  the  United  States  to  a  greater  extent  than  in  any  other  country.     For 
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many  yean  their  use  in  highway  engineering  was  confined  to  the  Pacific 
Coast  where  those  manufactured  from  California  petroleums  were  readily 
available.      Later  discovery  of  other  petroleums  which  were  suitable   lor 
this  purpose  rapidly  developed  the  industry  to  one  of  the  most  important 
in  connection  with  the  utilisation  of  petroleum.     The  relative  proportion 
of    constituents    in    a    heavy    crude 
aephaltic  petroleum  is  sho 
The    lettered    areas    in    I 
represent   the   name   series   of   hydro- 
carbon  constituents   as  described    for 
paraffin  petroleums  under  Fig.  2.      It 
will  be  noted  that  the  asphsltic  petro- 
leum shown  a  very  much'  higher    per- 
centage of  semisolid  residue  obtainable 
by  fractional  distillation  than  does  the 
paraffin  type.      Moreover,  the  area  I)  in 
this  residuum  has  increased  to  about 
33%  against  2%  for  the  paraffin  petro- 
leum.    The  paraffin  and  naphthene  hy- 
drocarbons A  have  completely  disap- 
1%  a.     Cruda  Asphsltic  PMmlsnm      peered  in  the  residue,  and  areas  B  and 
C  show  a  notable  increase.   This  residue 
is  highly  cementitious  and  is  in  fact  an  asphalt  very  similar  in  physical 
and  chemical  properties  to  the  bitumen  of  the  native  asphalts.     In   the 
distillates  paraffin  and  naphthene  hydrocarbons  are  present  to  a  less  ex- 
tent than  in  the  distillates  from  the  paraffin  petroleum.     In  this  connection, 
however,  it  should  be  noted  that  while  area  A  in  Fig.  2  is  composed  mainly  of 
paraffin  hydrocarbons,  area  A  in  Fig.  3  is  composed  mainly  of  naphthene  hy- 
drocarbons.    Area  C  has  increased  considerably,  indicating  a  lower  degree 
of  chemical  stability,  but  it  is  not  proportionately  as  great  as  that  shown 
in  Fig.  5,  which  illustrates  the  effect  of  a  cracking  distillation  upon  both 
distillates  and  residue  of  a  Bemiasphaltic  petroleum. 

Semiasphaltic  Petroleums  are  those  which  hold  an  intermediate  position 
between  the  paraffin  and  asphsltic  petroleums.  The  distillates  obtained 
by  fractional  distillation  more  nearly  resemble  those  from  paraffin  petro- 
leums but  the  cyclic  hydrocarbons  predominate  and  the  naphthenea  oi 
CoHhi  series  largely  replace  the  CnHta-4-t  series.  Between  given  boiling 
points  therefore  the  distillates  from  semiasphaltic  petroleums  have  a  highei 
specific  gravity  than  do  those  from  paraffin  petroleums.  A  greater  percent, 
age  of  semisolid  residue  may  be  obtained  from  Item  but  not  usually  aj 
much  as  from  asphsltic  petroleums.  These  residues  are  very  much  like 
those  obtained  from  asphsltic  petroleums  but  a  small  quantity  of  the  solid 
CnH%i  +  ior  paraffin  hydrocarbons  are  present.  They  are  chemically  less 
stable  than  those  from  paraffin  petroleums  but  somewhat  more  stable  than  thi 
purely  asphaltic  residues.  Many  semiasphaltic  petroleums  are  well  suited 
to  the  manufacture  of  bituminous  road  and  paving  materials,  but,  as  they 
yield  valuable  distillates,  they  are  not  always  primarily  refined  for  th* 
residues  which  they  will  yield.  By  means  of  cracking  processes  the  yield 
of  distillates  may  be  increased,  and  this  is  sometimes  accomplished  at  th* 
expense  of  the  quality  of  residue  produced  owing  to  the  formation  of  ole- 
fines  or  other  scries  of  hydrocarbons  containing  an  unsaturated  open  chain 
"■  =ide  chain.  When  refined  primarily  for  residues  the  oxidation  or  blowing 
as  is  often  resorted  to  after  a  certain  amount  of  preliminary  distil  La- 
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ticra,  aa  by  this  means  the  percentage  of  residue  may  be  greatly  increased. 
If  the  initial  distillation  is  not  carried  far  enough,  however,  semisolid  residues 
■re  produced  which  are  decidedly  lacking  in  cementitiousneee  and  are 
therefore  unsatisfactory  as  road  or  paving  materials.  Petroleums  from 
the  Gulf,  Illinois  and  many  from  the  Mid-Continent  and  Colorado- Wyoming 
Fields  are  classed  as  semiasphaltic.  Mexican  petroleums  are  sometimes 
placed  in  this  class  because  of  the  fact  that  solid  paraffin  hydrocarbons  are 
found  in  their  residues.  They  are  peculiar,  however,  in  the  fact  that  they 
yield  as  high  a  percentage  of  semisolid  residues  and  in  many  cases  higher 
than  do  the  aaphaltic  petroleums.  The  relative  proportion  of  constituents 
in  a  typical  semiasphaltic  petroleum  is  shown  in  Pig.  4.  while  changes 
produced  by  cracking  such  petroleum  during  distillation  are  shown  in  Fig.  5. 


Fig.  4.    Crude  SemUsphaltis 


As  compared  with  Fig.  3,  it  will  be  noted  that  the  area  below  aa  in  Fig.  4 
■hows  approximately  the  same  proportion  of  heavy  aaphaltic  hydrocarbons 
D  altho  the  area  itself  is  considerably  smaller.  The  proportion  of  other 
highly  unsaturated  hydrocarbons  C  is  less,  indicating  greater  chemical 
stability.  In  Fig.  5  the  total  area  below  a  a  has  materially  decreased 
owing  to  the  increase  in  distillates  caused  by  the  cracking  process.  Aa 
compared  with  Fig.  4,  the  relative  proportion  of  area  C  has  been  increased 
in  both  distillates  and  residue  while  the  proportions  of  all  of  the  other 
areas  in  the  residue  have  decreased  owing  to  the  fact  that  these  hydro- 
carbons have  been  broken  up  into  distillate*  and  the  unsaturated  hydro- 
carbons included  in  area  C.  This  is  particularly  noticeable  in  regard  to 
ares  B.  It  should  be  noted,  however,  that  many  of  the  hydrocarbons 
Mill  remaining  in  area  D  have  been  altered  chemically  and  are  much  more 
unstable  than  those  in  area  D  or  Fig.  4.  fn  this  article  no  attempt  has 
been  made  to  cover  the  refining  of  petroleums,  as  both  the  methods  of 
refining  and  the  refined  products  arc  given  under  Arts.  19  to  22  inc. 

NATIVE  ASPHALTS 

16.     Origin  of  Native  Asphalts 

Occurrence  of  Native  Asphalts,     Native  asphalts  are  semisolid  or  solid 
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widely  distributed  over  the  earth,  and  history  records  a  knowledge  of  their 
occurrence  and  use  prior  to  petroleum.  They  are  known  to  have  been 
used  in  2000  B.C.  as  a  cementing  material  in  construction  of  brick  work 
in  the  city  of  Babylon.  They  were  used  for  a  similar  purpose  by  the  Incaa 
of  South  America  long  before  the  discovery  of  the  Americas  by  the  "white 
race.  Evidence  has  also  l>een  presented  of  their  use  in  highway  const  ruc- 
tion by  these  people.  They  are  mainly  found  at  or  near  the  surface  of 
the  earth,  altho  in  certain  instances  they  are  obtained  in  an  almost  pure 
state  from  veins  or  scams  in  rock  formations  where  they  occur  in  much 
the  same  manner  as  coal.  Those  at  or  near  the  surface  of  the  earth  usually 
contain  appreciable  quantities  of  non-bituminous  impurities  such  as  water, 
vegetable  matter  and  mineral  matter.  It  is  almost  impossible  to  remove 
all  of  these  impurities  by  refining  processes  so  that,  unless  originally  occurring 
in  a  pure  state,  the  refined  native  asphalts  do  not  contain  as  high  a  percent- 
age of  bitumen  as  do  refined  petroleums.  Where  the  asphalt  occurs  im- 
pregnating a  porous  reservoir  rock  the  entire  deposit  is  called  rock  asphalt. 
In  such  cases  the  percentage  of  mineral  matter  is  greatly  in  excess  of  the 
pure  asphalt  (see  Arts.  23  and  24).  When  they  occur  at  the  surface  of 
the  earth  as  a  seepage  into  a  natural  basin  they  are  commonly  known  as 
lake  asphalts.  The  lake  asphalts  are  more  widely  known  and  are  obtained 
in  greater  quantities  than  any  other  form  of  native  asphalt.  Their  use  in 
highway  engineering  in  the  United  States  preceded  by  many  years  the  use 
of  manufactured  residues  from  semiasphaltic  and  asphalt ic  petroleums. 
Being  themselves  natural  petroleum  residues,  their  origin  is  identical  with 
that  of  petroleum  (see  Art.  13). 

Formation  of  Native  Asphalts.     Native  asphalts  are  largely  composed  of 
a  mixture  of  those  hydrocarbons  which  originally  occurred  in  the  heavier 
and  less  volatile  portions  of  the  particular  petroleums  which  were  imme- 
diately responsible  for  their  formation.     The  relative  proportion  and  char- 
acter of  the  original  petroleum  hydrocarbons  may,  however,  have  been 
considerably  modified  by  peculiar  conditions  attending  the  natural  proc- 
esses to  which  they  were  subjected  during  the  actual  production  of  asphalt. 
These  conditions  were  not  necessarily  the  same  as  those  employed  in  the 
manufacture  of  semisolid   and  solid  residues  from  petroleums,  and    the 
native  asphalts  therefore  often  differ  in  certain  characteristics  from   the 
manufactured  petroleum  asphalts.     Where  native  asphalts  are  direct  prod- 
ucts of  secondary  distillation,  they  most  commonly  occur  impregnating 
the  original  porous  reservoir  rock  or  as  rock  asphalts.     Owing  to  the  ab- 
sence of  water  in  the  rock  formation  or  to  natural  fissures  in  the  otherwise 
impervious  overlying  strata,  they  may  have  been  forced  under  natural 
pressure  and  at  temperatures  sufficiently  high  to  have  made  them  more 
or  less  mobile  into  large  rock  crevices  where  they  solidified  into  hard  mineral 
vein  deposits.     Depending  upon  the  characteristics  of  the  original  petro- 
leum and  the  temperatures  and  pressures  to  which  they  were  subjected, 
the  consistency  of  the  asphalt  may  vary  from  a  soft  and  viscous  semisolid 
to  a  hard,   brittle  black  body.     A  distillation  under  pressure  might  not 
bring  them  to  semisolid  consistency  when  cold  but  by  seepage  to  the  earth's 
surface  and   later  evaporation  of  the  more  volatile  hydrocarbons  they 
might  in  time  become  solid.     If  subjected  to  high  natural  temperatures 
during  formation,  they  might  become  hard  and  brittle.     If  the  tempera- 
ture was  excessive,  the  hydrocarbons  might  be  so  altered  that  the  material 
would  be  converted  into  one  that  would  not  melt  upon  the  application  of 
'•  in  which  case  it  would  not  be  true  asphalt.     Such  solid  form  of  bitu- 
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men  is  most  commonly  known  under  the  name  of  grahamite.  If  at  high 
temperatures  the  material  underwent  further  alteration  and  became  insoluble 
in  carbon  disulphide,  it  would  be  known  as  an  asphaltic  coal  or  pyrobitumen. 
Should  a  semisolid  or  solid  native  residue  be  produced  from  a  paraffin 
petroleum  without  material  alteration  of  the  paraffin  hydrocarbons  to 
cyclic  or  oridge  compounds,  these  residues  would  more  nearly  resemble  in 
chemical  and  physical  characteristics  the  manufactured  solid  paraffin  and 
would  not  be  termed  asphalts.  Such  mineral  substances  as  ozocerite 
and  hatch BTiTJfi  belong  to  this  class  and  are  of  no  direct  interest  in  high- 
way engineering. 

17.    Production  of  Native  Asphalts 

Main  Sources  of  Supply  of  Native  Asphalts.  Statistics  relative  to  the 
world's  production  of  native  asphalts  are  not  so  complete  as  those  for 
petroleum.  Most  statisticians  include  under  the  general  heading  asphalts 
all  types  of  semisolid  and  solid  native  bitumens  as  well  as  rock  asphalts 
and  certain  pyrobitumens.  The  rock  asphalts  in  particular  represent  a 
very  considerable  tonnage,  the  importance  of  which 'from  the  standpoint 
of  highway  engineering  is  apt  to  be  misjudged  if  the  fact  is  lost  sight  of 
that  most  of  this  tonnage  is  represented  by  the  rock  itself  and  not  by  the 
asphalt  which  impregnates  it.  Trinidad  and  Venezuela  are  by  far  the 
largest  producers  of  asphalt  proper,  altho  the  latter  country  shows  a  lower 


Table  HI. — Production  of  Crude  Native  Asphalts  and  Other  Semisolid  and 
Solid  Native  Bituminous  Materials,  1904-1913,  in  Tons 


Country 

1904 

1906 

1906 

1907 

1908 

Trinidad 

b  (British  West  Indies) 
Venezuela  a 

152  393 

14  910 

64  167 

123  347 

250  222 

101  121 

4  146 

4  029 

d        95 

114  845 
33  803 
62  898 
117  929 
211  043 
113  513 

7  135 

8  257 
23  659 

150  373 

22  128 

73  052 

144  802 

216  405 

129  388 

8  587> 

10  633 

12  517 

171  271 

37  637 

85  913 

178  127 

195  136 

139  567 

9  057 

11  335 

14  116 

143  552 
31  539 

United  States 

Italy  e 

France 

Grnrapy    ,  .  , 

78  565 
148  433 
188  616 

98  088 

Russia. .       ,  , 

13  635 
12  239 
24  961 

Country 

1909 

1910 

1911 

1912 

1913 

Trinidad 
(British  West  Indies) 
Vwieruela             .    . 

159  416 

37  292 

99  061 

123  361 

186  298 

85  446 

5  822 

11  179 

157  120 

31  890 

98  893 

179  261 

187  085 

89  491 

7  072 

9  070 

al79  718 

50  163 

87  074 

207  926 

al89  496 

65  875 

95  166 

181  946 

a230  031 
83  825 

Italy 

92  604 

90  256 
9  700 

Austria-Hungary 

a  Exports. 

6  Includes  small  quantity  of  manjak  produced  in  Barbados. 

e  About  7%  represents  asphalt;  remainder  is  bituminous  sandstone  and  limestone. 

d  Ozocerite  only;  quantity  of  asphalt  not  available. 

e  Not  available. 
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tonnage  than  do  the  United  States,  Germany,  France  and  Italy,  whose 
production  consists  very  largely  of  rock  asphalt.  The  production  of  these 
materials  by  the  largest  producing  countries  of  the  world  from  1904  to 
1913,  according  to  Day  (16b),  is  given  in  Table  III.  In  this  connection  it 
is  of  interest  to  note  that  altho  asphalts  have  their  direct  origin  in  petro- 
leum, the  largest  petroleum  producing  countries  are  not  the  largest  pro- 
ducers of  native  asphalts.  This  is  due  to  the  fact  that  in  general  those 
formations  best  adapted  to  the  collection  of  petroleum  in  paying  quanti- 
ties do  not  encourage  the  resultant  change  to  asphalt  or  other  semisolid 
or  solid  forms  of  bitumen. 

Production  and  Importation  of  Asphalts  in  the  United  States.  Semisolid 
and  solid  native  bituminous  materials  occur  in  various  parts  of  the  United 
States.  The  principal  producing  States  are  Utah,  California,  Oklahoma, 
Kentucky,  Texas  and  West  Virginia.  Utah  produces  most  of  the  pure 
solid  bitumens  known  as  gilsonite,  impsonite  and  grahamite,  also  the  pyro- 
bitumen  wurtzilite.  Some  gilsonite  occurs  in  Colorado,  and  grahamite  is 
also  obtained  from  Oklahoma  and  West  Virginia.  In  1913  California  pro- 
duced only  bituminous  sandstone.  The  same  is  true  for  Kentucky.  Okla- 
homa and  Texas  produce  both  bituminous  sandstone  and  bituminous  lime- 
stone. The  production  by  States,  according  to  Day,  (16b),  from  1909  to 
1913,  is  given  in  Table  IV.  In  addition  it  should  be  noted  that  in  1914 
a  considerable  deposit  of  solid  native  bitumen  was  discovered  in  the  Phil- 
ippines on  the  Island  of  Leyte. 


Table  IV.- 


-Production  of  Crude  Native  Semisolid  and  Solid  Bituminous 
Materials  by  States,  1909-1913,  in  Tons 


State 

1909 

1910 

1911 

1912 

1918 

Utah 

28  919 
43  825 

15  898 
elO  419 

35  697 

41299 

9  938 

11  959 

30  846 
36  481 

dl9  747 

32  514 

36  741 

610  145 

15  766 

30  810 

California 

27  870 

Kentucky 

517  465 

16  459 

Total 

99  061 

98  893 

87  074 

95  166 

92  604 

a  Included  in  Oklahoma. 

b  Includes  Texas. 

c  Includes  West  Virginia  and  Texas. 

d  Includes  Kentucky. 

Table  V. — Most  Important  Production  and  Importation  of  Semisolid  and 
Solid  Bituminous  Materials  by  the  United  States,  1909-1913,  in  Tons 


Material 


Gilsonite  and  grahamite  in  U.  S. . 

Maltha  in  U.  3 

Bituminous  rock  in  U.  S 

Asphalt  from  Trinidad 

Asphalt  from  Venezuela 

Total  imported  bituminous  rock  d 
Oil  asphalt  in  U.  S 


1909 

1910 

1911 

1912 

42  783 

33  087 

35  236 

O39  930 

652 

1252 

8  574 

474 

55  376 

64  554 

42  654 

54  762 

111  416 

118  472 

111630 

103  711 

84  191 

37  523 

38  196 

60  398 

6  409 

3  696 

8  180 

3  976 

129  594 

161  187 

277  192 

854  844 

1913 


O85  056 

b 

c57  549 

125  278 

87  609 

6  395 

486  586 


a  Tnrhidee  wurtzilite. 

-Atd  in  bituminous  rock, 
i  maltha, 
ous  limestone. 
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The  production  and  importation  from  1909  to  1913  by  the  United  States 
of  native  semisolid  and  solid  bituminous  materials  of  particular  interest  in 
highway  engineering  are  given  in  Table  V.  For  the  sake  of  comparison  the 
production  of  oil  asphalts  in  the  United  States  during  that  period  is  also  given. 
From  Table  V  it  will  be  noted  that  in  general  the  total  annual  production 
of  native  semisolid  and  solid  bituminous  materials  has  remained  quite  con- 
stant, the  largest  tonnage  of  actual  bitumen  being  represented  by  the  prod- 
ucts known  as  oilbonttb  and  orahamttb.  The  importation  of  rock  asphalt 
has  remained  so  low  as  to  be  of  very  minor  importance.  This  is  not  due 
to  lack  of  desirable  qualities  in  the  foreign  bituminous  rock  but  to  the 
impracticability  of  its  competition  with  native  rock  asphalts  and  the  purer 
form  of  bitumen  upon  which  transportation  charges  are  much  lower.  A  very 
large  tonnage  of  asphalt  has  annually  been  imported  from  Trinidad  and 
Bermudez,  most  of  which  has  found  its  use  in  highway  engineering.  In 
1909  this  importation  exceeded  the  production  of  asphalt  from  petroleum. 
The  manufacture  of  asphalt  from  petroleum,  however,  has  increased  so 
rapidly  that  in  1913  it  more  than  doubled  the  total  importation  for  that 
year.  In  this  connection  it  is  of  interest  to  note  that  in  1913  the  impor- 
tation of  petroleum  suitable  for  manufacturing  asphalt  was  sufficient  to 
have  produced  over  three  times  the  amount  of  oil  asphalt  manufactured 
during  that  year  had  it  all  been  refined  for  that  purpose.  This  importation 
was  almost  entirely  from  Mexico. 

The  Mining  of  Asphalts.  Asphalts  are  mined  in  a  number  of  ways, 
according  to  the  method  of  occurrence  and  degree  of  hardness  of  the  crude 
material.  Rock  asphalts  are  quarried  in  much  the  same  manner  as  any 
rock  deposit.  The  purer  forms  of  solid  bitumen  occurring  in  veins  of 
fissures  below  the  surface  of  the  earth  are  obtained  as  is  coal  by  sinking 
a  shaft  to  the  vein  formation  and  then  removing  the  asphalt  in  lumps  by 
means  of  picks.  The  lumps  upon  being  elevated  to  the  surface  are  some- 
times sorted  into  a  number  of  grades,  depending  upon  the  presence  or  ab- 
sence of  included  mineral  matter.  Gilsonttb  and  grahamite  are  thus 
mined' and  may  often  be  obtained  in  a  practically  pure  state,  being  free 
from  water  and  mineral  matter.  The  crude  lake  asphalts,  such  as 
Trinidad  and  Bbhmudez,  which  are  less  hard,  still  possess  sufficient  solidity 
to  make  possible  their  removal  by  means  of  hand-pick  or  mattox. 
They  are  flaked  up  by  this  means  and  the  fragments  are  loaded  by 
hand  upon  carts  or  small  cars  which  transport  them  to  the  refinery  or 
vessels  which  are  to  carry  them  to  the  refinery.  The  excavations  thus 
made  gradually  fill  up  owing  to  an  almost  imperceptible  flow  of  the 
mass  which  seeks  a  constant  level.  Where  conditions  are  suitable,  a 
crane  with  a  bucket  of  the  clam-shell  type  may  be  used  for  the  purpose 
of  excavation  and  loading,  the  weight  of  the  bucket  being  sufficient  to 
cause  it  to  sink  into  the  mass  of  asphalt.  Bermude*  asphalt  has  been 
mined  in  this  manner. 

Transportation  and  Storage  of  Cruq>  Asphalts.  The  harder  varieties  of 
crude  solid  bituminous  materials,  such  as  gilsonite  and  grahamtte,  are 
transported  from  the  mines  by  rail  and  usually  in  open  cars.  The  lumps 
retain  their  shape  under  normal  conditions  and  may,  therefore,  be  trans- 
ported and  handled  like  so  much  coal.  They  are  often  of  sufficient  purity 
to  require  no  refining  other  than  that  which  will  modify  their  consistency 
to  that  suitable  to  the  use  for  which  they  are  to  serve.  Lake  asphalts  on 
the  other  hand  require  refining  in  order  to  remove  impurities.  The  lake 
asphalts  used  io  the  United  States  are  transported  in  the  crude  condition  to 
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that  country,  where  they  are  refined.  They  are  carried  in  vessels  so  con- 
structed that  practically  the  entire  hold  may  be  filled  with  the  lumps  of 
crude  material,  which  gradually  coalesce  to  a  solid  mass  during  transporta- 
tion. This  makes  it  necessary  to  again  mine  the  material  from  the  vessel 
upon  its  arrival  at  the  refinery.  Here  it  is  again  picked  out  or  removed 
by  a  clam-shell  bucket,  and  if  it  cannot  be  immediately  refined  and  bar- 
reled, it  is  unloaded  into  an  artificial  pit  or  lake  for  storage,  where  it  again 
coalesces.  A  third  mining  operation  is  then  required  before  it  eventually 
reaches  the  refining  tank.  Owing  to  its  extreme  viscosity  and  tendency 
to  froth  at  elevated  temperatures,  it  cannot  be  transported  by  pipes  when 
heated  to  a  molten  state.  At  ordinary  air  temperatures  it  exhibits  a  strong 
tendency  to  adhere  to  the  sides  of  transporting  containers  and  for  this 
reason  the  insides  of  such  containers  are  usually  clayed  in  order  to  facilitate 
removal.  The  cost  of  handling  crude  lake  asphalt  is  considerably  higher 
than  for  any  other  type  of  crude  bituminous  material,  and  this  materially 
influences  the  market  value  of  the  refined  product  as  compared  with  asphalts 
manufactured  from  petroleum. 

18.    Types  of  Native  Asphalts 

Classification  of  Asphalts.  While  the  semisolid  and  solid  native  bitumi- 
nous materials  may  be  classified  in  much  the  same  manner  as  petroleums 
under  the  headings  paraffin  and  asphaltic,  the  asphalts  themselves  are 
usually  classified  by  certain  characteristics  peculiar  to  a  given  source  of 
supply.  This  is  not  invariably  true,  however,  as  such  products  as  gilsonite 
and  grahamite  are  obtained  from  a  number  of  different  localities.  The 
individual  crude  asphalts  of  particular  interest  in  highway  engineering  arc 
treated  in  the  following  paragraphs  under  names  by  which  they  are  com- 
monly known  to  the  trade.  Rock  asphalts  or  bituminous  rock  are  not 
here  included  as  they  are  treated  under  a  separate  subdivision.  Refined 
asphalts  are   dealt  with  in  another  subdivision  (see  Arts.  19  to  22  inc). 

Trinidad  Asphalt  is  the  best  known  and  most  extensively  used  of  any 
of  the  native  asphalts.  It  occurs  in  enormous  quantities  on  the  Island 
of  Trinidad,  which  lies  off  the  north  coast  of  South  America,  being  separated 
from  the  mainland  of  Venezuela  by  a  narrow  channel  on  the  south  and 
the  Gulf  of  Paria  on  the  west.  It  occurs  in  two  forms,  known  as  lake 
pitch  and  land  pitch,  which  differ  somewhat  in  properties  but  originate 
from  the  same  source.  The  lake  pitch  or  main  deposit  occupies  what  is 
thought  to  be  the  crater  of  an  extinct  mud  volcano,  while  the  land  pitch 
occurs  in  layers  which  were  produced  by  overflows  from  the  lake.  The 
pitch  lake  has  an  area  of  about  127  acres  and  is  of  unknown  depth.  Borings 
have  been  made  to  a  depth  of  135  ft  at  the  center,  with  no  indication  of 
having  reached  the  bottom  of  the  deposit.  The  estimated  minimum  avail- 
able tonnage  of  asphalt  in  this  lake  is  over  9  000  000  tons.' 

Crude  Lake  Asphalt  is  a  uniformx  cheesy  mixture  of  gas,  water,  fine  sand, 
clay  and  bitumen,  carrying  about  39%  of  the  latter  constituent.  It  is 
sufficiently  solid  to  bear  the  weight  of  men  and  vehicles  but  flows  slowly 
and  excavations  made  in  the  lake  gradually  fill  up.  After  refining  the 
bitumen  carries  a  high  percentage  of  sulphur  containing  hydrocarbons, 
somo  nitrogen  but  little  or  no  oxygen.  In  common  with  other  native 
asphalts,  no  solid  paraffins  are  present  but  saturated  cyclic  hydrocarbons 
of  the  CnHta-2  series  have  been  found.  These  saturated  hydrocarbons 
ount  to  about  25%  of  the  total  bitumen.     Polycyclic  poiymethylenes 
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similar  to  those  contained  in  asphaltic  petroleums  are  present  in  that  por- 
tion of  the  bitumen  which  is  soluble  in  paraffin  naphtha,  and  extremely 
complex  unsaturated  hydrocarbons  make  up  the  hulk  of  the  naphtha  insol- 
uble material.  The  crude  lake  asphalt  is  refined  in  order  to  remove  the 
Hater  and  gas.  Most  of  the  mineral  matter,  however, -is  in  such  a  finely 
divided  state  that  it  persistently  remains  in  suspension  and  but  little  of  it 
separatee  by  sedimentation  under  the  agitation  to  which  it  is  necessary 
u>  subject  the  molten  asphalt  during  refining  in  order  to  prevent  injury 
by  local  overheating.  The  relative  proportion  of  constituents  in  both  the 
prude  and  refined  lake  asphalt  is  quite  constant.  They  are  shown  in  tl.c 
following  diagrams.  It  will  be  noticed  that  the  refined  asphalt  contain* 
shout  7%  of  what  is  classed  as  organic  matter  not  soluble  in  carbon  di.sul- 
phide.  While  it  is  commonly  reported  thus,  Richardson  has  shown  that  in 
reality  it  consists  mainly  of  water  of  hydration  o£  the  clay  which  is  present, 
inorganic  material  which  is  volatile  at  the  high  temperature  necessary  to 
produce  ash,  together  with  about  0.3%  of  bitumen  which  is  persistently  ' 
retained  by  the  fine  mineral  matter  and  cannot  lie  removed  with  the  solvent 
carbon  disulphide  which  is  used  to  determine  the  percentage  of  bitumen. 


Crude  Trinidad  Lake  Aiphalc      Fig.  7 


-inldid  Lake  Asphalt 


The  refined  asphalt  may,  therefore,  be  considered  as  roughly  containing 
57%  bitumen  and  43%  mineral  matter.  Upon  ignition  it  yields  a  charac- 
teristic fleah  pink  ash.  The  high  percentage  of  mineral  matter  largely  limits 
its  use  to  certain  of  the  more  expensive  types  of  pavement  because  of  the 
fsct  that  in  the  cheaper  types  it  cannot  successfully  compete  in  price  with 
the  purer  asphalts  which  contain  practically  100%  bitumen.  It  has  been 
rfaimed  that  the  mineral  matter  in  Trinidad  asphalt  is  so  uniformly  distrib- 
uted thruout  the  bitumen  and  exists  in  such  a  finely  divided  state  that  it 
makes  a  better  filler  for  sheet-asphalt  aggregates  than  will  other  types  of  pure 
mineral  matter  which  have  to  be  added  for  that  purpose  (see  Sect.  17). 

C'eitoe  Land  Asphalt  occurs  in  a  variety  of  forms,  depending  upon  its 
age  since  overflowing  from  the  lake  and  also  upon  the  natural  conditions  to 
which  it  has  been  subjected  since  such  overflow.  Different  varieties  are 
known  as  cheese  pitch,  iron  pitch,  cokey  pitch,  etc.  As  some  of  it  has 
been  coked  by  forest  fires,  and  therefore  injured  for  industrial  purposes,  it 
has  to  lie  selected  with  some  care.     It  is  invariably  harder  both  in  the 
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crude  and  refined  state  than  the  lake  asphalt,  and  in  general  requires  about 
half  again  as  much  flux  to  bring  it  to  a  given  consistency  or  penetration. 
Its  specific  gravity  is  somewhat  higher  than  the  lake  asphalt  as  it  con- 
tains about  2%  more  mineral  matter  and  a  correspondingly  lower  percent- 
age of  bitumen.  Nearly  all  of  the  land  asphalt  exported  from  Trinidad 
goes  to  the  United  States  but  it  constitutes  only  a  small  proportion  of 
the  total.  The  total  exportation  of  both  types  from  1909  to  1913,  as  given 
by  Day  (16b),  is  shown  in  Table  VI.  From  this  table  it  will  be  seen  that 
the  United  States  consumes  considerably  more  than  half  of  the  total  ex- 
portation. 
Trinidad  asphalt  Was  first  used  in  pavement  construction  in  the  United 


Table  VI. — Exportation  of  Asphalt  from  Trinidad,  1909-1913,  in  Tons 


Country 

Type 

1909 

1910 

1911 

1912 

1913 

To  United  States 

Lake 
Land 

97  629 
13  787 

109  198 
9  274 

108  590 
8  040 

95  111 
8600 

123  873 
1  400 

Lake 
Land 

49  345 
224 

65  778 
150 

67  105 

85  299 

104  153 

Lake 
Land 

983 

486 

605 

States  at    Newark,    N.  J.,  in  1870.     Its  use  on  local  roads  in  Trinidad 
antedates  1836. 

Bermudez  Asphalt,  second  only  to  Trinidad  asphalt  in  the  extent  of 
its  production  and  use,  occurs  as  a  shallow  lake  deposit  in  the  State  of 
Sucre  in  Venesuela,  about  30  miles  from  the  coast  and  almost  due  west 
of  the  Island  of  Trinidad.     The  pitch  lake  covers  about  1000  acres  of  swampy 
country  and  is  not  readily  accessible.     It  has  been  formed  by  the  over- 
flow of  soft  pitch  or  heavy  maltha  from  a  number  of  springs.     Upon  expo- 
sure the  maltha  liberates  gas  and  gradually  hardens.    The  lake  varies  in 
depth  from  about  2  to  9  ft.      It  is  covered  in  many  places  by  a  rank  vege- 
table growth  which  by  catching  fire  from  time  to  time  has  hastened  the 
hardening  of  the  asphalt.     When  mined  it  is  quite  solid  for  a  depth  of 
about  2  ft,  but  is  softer  than  Trinidad  asphalt.     The  fresh  maltha  as  it 
exudes  from  the  springs  is  practically  pure  bitumen,  but  the  asphalt  as 
mined  carries  appreciable  quantities  of  extraneous  matter.     It  is  not  of 
uniform  composition  in  the  crude  state*  as  it  contains  varying  quantities 
of  water,  vegetable  matter  and  mineral  matter.     In  general  the  water 
varies  from  10  to  50%,  and  over;  vegetable  matter  from  1  to  6%;  mineral 
matter  from  1  to  3%;  and  bitumen  from  45  to  88%.     The  refined  Bermu- 
des  asphalt  is  much  softer  than  refined  Trinidad  asphalt  but  carries  a 
higher  percentage  of  bitumen,  usually  94  to  95%.     The  bitumen  varies, 
however,  from  92  to  97%.     The  vegetable  matter  or  organic  material  insol- 
uble in  carbon  disulphide  usually  lies  between  1.5  and  5%,  and  the  mineral 
matter  or  ash  runs  from  1.5  to  2.5%.     When  heated,  refined  Bermudei 
asphalt  has  a  characteristic  odor  quite  different  from  the  Trinidad  product, 
n  ignition  it  yields  a  brownish  pink  ash.     The  vegetable  matter  con- 
of  very  small  fragments  of  twigs,  veins  of  leaves,  etc,  which  are  not 
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readily  removed  by  refining.  Nearly  all  of  the  Bermudes  asphalt  exported 
from  Venezuela  finds  its  way  to  the  United  States,  where  it  is  refined,  fluxed 
and  used  quite  extensively  in  highway  engineering  in  the  construction  of 
sheet  asphalt  and  other  types  of  bituminous  pavements.  The  pure  bitumen 
of  Bermudes  asphalt  is  similar  in  character  to  that  of  Trinidad  asphalt 
sad  carries  about  the  same  percentage  of  sulphur  hydrocarbons.  It  has, 
however,  a  greater  percentage  of  volatile  hydrocarbons. 

Maxacaibo  Asphalt  is  another  Venezuelan  product  found  in  the  State 
of  ZuKa,  almost  due  west  of  the  Bermudes  lake.  It  is  produced  as  an 
exudation  from  a  maltha  spring  and  resembles  the  Bermudes  asphalt  in 
many  respects,  altho  it  has  a  characteristic  odor  which  readily  distinguishes 
it  from  the  Bermudes  product.  It  has  been  used  to  a  limited  extent  in 
the  construction  of  sheet-asphalt  pavements  in  the  United  States  but  is 
not  an  important  source  of  supply  from  the  standpoint  of  highway  engineer- 
ing in  general. 

Cuban  Asphalts.  A  number  of  deposits  of  asphalt  are  located  on  the 
Island  of  Cuba  and  some  have  been  worked  to  a  limited  extent.  Those 
products  which  have  been  utilized  in  highway  engineering  to  any  extent 
are,  in  the  crude  state,  hard,  brittle  asphalts.  They  carry  about  75% 
bitumen,  over  20%  mineral  matter,  and  3  or  4%  organic  matter  insoluble 
in  carbon  disulphide.  In  general  appearance  these  Cuban  asphalts  resemble 
refined  Trinidad  asphalt  but  require  a  greater  amount  of  flux  to  produce 
an  asphalt  cement  of  given  consistency.  Upon  ignition  they  yield  a  brown- 
ish ash  which  is  different  from  the  Trinidad  ash. 

Gflsonite  is  a  hard,  brittle,  lustrous  material  which  occurs  in  various 
localities.    The  most  important  commercial  .deposits  are,  however,  found 
in  the  State  of  Utah.    It  is  found  in  rock  crevices  or  veins  from  which  it 
is  picked  out  or  mined  like  coal.     It  is  ordinarily  quite  free  from  impuri- 
ties and  usually  consists  of  over  99.5%  bitumen.     It  therefore  yields  but 
little  ash  upon  ignition.     Its  specific  gravity  generally  lies  between  1.04 
and  1.05,  altho  some  grades  which  contain  more  than  the  average  amount 
of  mineral  matter  may  show  a  slightly  higher  gravity.     Its  fracture  is  lus- 
trous and  conchoidal.     I\  consists  of  about  95%  of  unsaturated  hydro- 
carbons, most  of  them  probably  being  polycyclic  and  bridge  compounds 
of  complex  structure.     It  melts  at  from  149°  to  163°  C  (300°  to  325°  F)  and 
a}  205°  to  218°  C  (400°  to  425°  F)  may  be  fluxed  with  petroleum  residuums 
to  form  asphalt  cements.     It  has  been  quite  extensively  used  in  combination 
with  blown  petroleum  residuums  to  produce  rubbery,  non-ductile  asphalt 
cements  sometimes  known  as  mineral  rubber.     It  is  one  of  the  most  expen- 
sive of  the  crude  native  bituminous  materials  and  its  commercial  competi- 
tion with  others  used  in  highway  engineering  is  usually  limited  to  fluxed 
compounds  of  which  it  constitutes  a  comparatively  small  percentage.     It 
is  sold  in  two  grades,  firsts  and  seconds;    the  former  consisting  of  large 
lumps  free  from  powder,  and  the  latter  of  smaller  and  more  powdery  frag- 
ments.    As  it  is  almost  pure  bitumen  it  does  not  have  to  be  refined  prior 
to  its  use  in  the  manufacture  of  materials  of  direct  interest  to  the  trade. 
It  is  employed  to  a  considerable  extent  in  the  manufacture  of  japans, 
paints,  varnishes,  electric  insulations  and  acid-proofing  materials. 

Grahamite  is  more  widely  distributed  in  nature  than  gilsonite,  which  it 
resembles  in  hardness  and  brittleness.  It  usually  occurs  as  vein  or  crevice 
deposits  and  it  is  mined  in  much  the  same  manner  as  gilsonite.  Oklahoma 
is  the  principal  producing  state.  Like  gilsonite,  native  grahamite  is  almost 
pure  bitumen  and  does  not  have  to  be  refined  prior  to  its  use  in  the  ma 
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facture  of  finished  products.  It  may,  however,  contain  as  high  as  5  or  6S5 
of  mineral  matter.  Its  specific  gravity  is  somewhat  higher  than  gilsonite 
and  usually  lies  between  1.10  and  1.20.  Its  fracture  is  irregular  or  hackly. 
It  has  been  used  to  some  extent  in  the  manufacture  of  asphalt  cementi 
for  use  in  highway  engineering.  Owing  to  its  hardness  a  large  amount 
of  flux  is  usually  required  to  soften  it  to  a  desirable  consistency.  Upon 
being  heated  it  does  not  really  melt  but  swells  up  and  intumesces.  In  this 
respect  it  resembles  the  pyrobitumens.  It  has  probably  been  produced 
in  nature  at  comparatively  high  temperatures.  It  consists  almost  entirely 
of  complex,  unsaturated  hydrocarbons  which  are  practically  insoluble 
in  light  paraffin  naphthas.  Its  uses  are  similar  to  those  described  for 
gilsonite. 

Other  Asphalts  of  lees  importance  from  the  standpoint  of  highway  engineering  than 
those  above  described  occur  m  various  parts  of  the  world.  Among  those  which  have 
been  used  to  a  limited  extent  may  be  mentioned  deposits  occurring  in  California  and 
Mexico,  known  respectively  as  California  and  Mexican  asphalts.  Most. of  the  Cali- 
fornia asphalts  are  vein  deposits  of  varying  degrees  of  purity,  the  working  of  which 
has  been  largely  abandoned  because  of  their  inability  to  commercially  compete  with 
the  asphalts  manufactured  from  California  petroleums.  The  Mexican  asphalts  are 
principally  hardened  maltha  effusions  which  occur  in  the  vicinity 'of  Tampico,  Tuxpan 
and  Chapapote.  These  deposits  have  not  been  worked  to  any  great  extent  and  only 
very  limited  quantities  have  found  their  way  into  the  United  States  for  use  in  the 
paving  industry.  Two  other  asphalts  which  may  be  mentioned  are  GLANCB  pitch 
and  manjak.  The  former  is  widely  distributed  over  the  world  but  occurs  princi- 
pally in  East  Syria  and  Egypt.  The  latter  is  found  on  the  island  of  Barbados.  Both 
of  these  products  are  almost  pure  bitumens  which  are  hard  and  brittle.  They  resemble 
gilsonite  and  grahamite  in  many  respects.  They  are  not  used  in  highway  engineering 
and  their  chemical  and  physical  properties  are  therefore  not  given  in  the  following 
subsection  on  refined  petroleum  and  asphalt  products. 

DEFINED  PETROLEUM  AND  ASPHALT  PRODUCTS 

19.    Distillation  of  Petroleums 

Petroleum  Stills.  Stills  for  refining  petroleums  vary  greatly  in  size  and 
somewhat  in  construction.  The  refining  stills  most  commonly  used  in  the 
United  States  are  cylindrical  in  form  and  are  set  horizontally  in  a  brick 
framework.  Another  type  which  has  in*  the  past*  been  used  to  some  extent 
is  known  as  the  cheese-box  still.  It  has  very  much  the  shape  of  a  large 
round  cheese  and  is  set  directly  over  the  furnace,  ail  but  the  bottom  being 
exposed  to  the  outside  air.  The  bottom  is  double-curved  to  admit  of 
expansion  and  offers  a  large  heating  surface.  The  modern  type  of  petroleum 
still  used  in  the  manufacture  of  road  and  paving  materials  consists  of  a 
cylindrical  steel  shell  set  horizontally  in  brickwork  so  that  the  lower  half 
is  entirely  concealed  except  at  the  ends.  The  upper  half  is  exposed  to  the 
air  except  for  a  thin  sheet  metal  covering.  Three  or  four  stills  are  usually 
set  side  by  side  to  form  a  battery  and  are  separated  merely  by  brick  par- 
titions. They  are  placed  in  the  open  without  covering  of  any  sort.  The 
large  stills  have  a  charging  capacity  of  1000  or  1200  bbl.  They  are  approxi- 
mately 40  ft  in  length  and  15  ft  in  diameter,  and  are  fitted  with  a  metal 
dome  at  the  top  which  connecta  with  the  vapor  line  leading  to  the  con- 
densers. The  condenser  coils  consist  of  a  number  of  parallel  lines  of  pipes 
connecting  headers  which  are  set  at  successively  lower  elevations  in  a 
large  cooling  tank  filled  with  running  water.  By  this  means  more  efficient 
cooling  surface  is  obtained  than  by  a  single  coil.  The  condenser  discharges 
thru  a  running  line  which  is  provided  with  a  trap  for  separating  any  uncon- 
\  gases  which  may  accompany  the  distillate.     The  running  line  con- 
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nects  with  a  look-box  provided  with  a  glass  door  so  that  the  stream  of 
distillate  may  be  watched  and  sampled  from  time  to  time.  The  outlet 
from  the  look-box  leads  to  a  manifold  which  connects  with  a  number  of 
storage  tanks.  The  distillate  may  be  run  into  any  one  of  these  storage 
tanks  by  closing  all  of  the  valves  leading  from  the  manifold  but  the  one 
which  will  admit  the  distillate  into  the  tine  leading  to  that  particular  tank. 
The  look-box  and  manifold  are  located  under  cover  in  what  is  known  as 
the  tail-house.  Fig.  8  shows  a  diagram  of  a  plant  such  as  has  been  described. 
The  still  is  fitted  with  lugs  which  rest  on  roller  bearings  set  in  the  brick 
framework  in  order  that  the  expansion  at  high  temperatures  may  be  cared 
for  without  injury  to  the  setting.  It  has  three  manholes,  one  at  the  top 
and  one  at  each  end  near  the  bottom  in  order  to  facilitate  cleaning  and 
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Fig.  8.    Petroleum  Distillation  Plant 

repairs.  The  petroleum  is  charged  into  the  still  thru  a  filling  pipe  from  the 
top.  One  or  more  steam  pipes  are  placed  lengthwise  in  the  still  near  the 
bottom.  The  steam  pipe  is  fitted  with  spider  jets  deflected  downward 
so  that  the  oil  in  contact  with  the  hottest  portion  of  the  still  may  be  thoroly 
agitated  during  distillation,  if  desired,  by  the  injection  of  dry  steam.  Metal 
sockets  are  so  placed  that  thermometers  or  pyrometers  may  be  inserted  in 
the  oil  in  the  still  and  the  vapor  in  the  dome.  A  discharge  pipe  leads  from 
near  the  bottom  of  one  end  of  the  still  and  connects  with  storage  tanks 
or  barrelling  kettles  by  a  number  of  branch  pipes  which  are  steam-jacketed. 
These  tanks  or  kettles  are  usually  equipped  with  steam  coils  so  that  their 
contents  may  always  be  kept  sufficiently  fluid  to  handle  properly.  When 
they  are  to  be  filled  with  very  highly  heated  material  from  the  still,  they 
are  sometimes  first  charged  with  live  steam  in  order  to  prevent  the  hot 
residual  from  catching  fire  by  spontaneous  combustion  and  causing  an 
explosion.  They  may  also  be  equipped  with  trap  doors  to  relieve  the 
pressure  should  an  explosion  occur.  The  storage  tanks  or  barrelling  kettles 
are  usually  large  enough  to  hold  the  residual  contents  of  at  least  four  or 
five  stills.  At  any  time  during  distillation  samples  of  the  residual  petro- 
leum may  be  drawn  off  thru  a  small  pipe  located  near  the  bottom  of  the 
still  and  often  tapped  into  the  discharge  pipe  close  to  the  still  and  between 
it  and  the  main  discharge  valve.  At  the  end  of  the  distillation  the  discharge 
valve  is  opened  and  the  residual  material  either  pumped  or  blown  by  live 
steam  into  the  proper  storage  tank  or  barrelling  kettle.  Sometimes  a 
number  of  stills  in  a  battery  are  set  at  different  levels  so  that  the  residue 
from  the  first  may  be  run  by  gravity  into  the  second  and  so  on  thruout  the 
battery.  Such  an  arrangement  is  used  in  what  is  known  as  the  continuous 
method  of  distillation.     In  this  system,  which  is  used  to  a  considerable 
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extent  in  Russia,  a  constant  flow  of  oil  is  run  thru  the  battery  of  stills  am 
the  resdue  is  continuously  discharged  from  the  last.  The  single  still  a 
batch  method,  as  most  commonly  employed  in  the  United  States  whei 
primarily  used  in  the  manufacture  of  road  and  paving  materials,  is  ii 
general  conducted  as  follows: 

Petroleum  Refining.  After  most  of  the  impurities  have  been  separatee 
by  sedimentation  in  the  storage  tank,  the  crude  petroleum  may  either  bf 
charged  directly  into  the  refining  still  or  it  may  first  be  run  thru  a  topping 
plant  in  which  all  of  the  remaining  water  and  some  of  the  very  light  oik 
are  removed  (see  Art.  9).  The  latter  is  to  be  preferred  because  of  the 
extreme  care  with  which  preliminary  distillation  must  be  conducted,  even 
when  a  small  quantity  of  water  is  present  in  the  more  viscous  petroleums, 

in    order    to    prevent 
Storage  ftak  foaming.     Such  foam- 

ing,   if   not    carefully 
controlled,  may  result 
in  passing  most  of  the 
charge    thru    the   va- 
por line  and  condens- 
ers.    After    charging, 
the  contents  of  the  still 
are  slowly  heated  until 
the  distillate  emerges 
from    the    condenser. 
The  gravity  of  the  run- 
ning distillate  is  taken 
from  time  to  time  by 
a  man  stationed  in  the 
tail-house.  Depending 
upon  just  what  distil- 
late products  are  to  be 
manufactured,  cuts  are 
made    at    the    proper 
gravity   by   deflecting 
the  flow  to  another  storage  tank.     Owing  to  the  tendency  of  asphaltic 
petroleums  to  crack  during  distillation  (see  Art.  10)  as  soon  as  the  vapor 
temperature  is    sufficiently  high    to   prevent    condensation    within    the 
still,  live  steam  is  forced  thru  the  steam  pipe.     The  distillate  then  becomes 
a  mixture  of  oil  and  water  which,  however,  readily  separates  by  gravity. 
Samples  of  the  residual  material  remaining  in  the  still  are  also  taken 
from  time  to  time  and  tested  for  consistency  and  other  properties  which 
are  to  be  secured.     When  the  proper  consistency  has  been  obtained,  the 
distillation  is  stopped  and  the  residual  discharged  into  the  cooler,  storage 
tank  or  barrelling  tank.     After  acquiring  experience  with  any  particular 
type  of  oil,  the  manufacturer  is  able  to  gage  with  considerable'  accuracy 
what  characteristics  are  possessed  by  the  residual,  from  the  quantity  and 
gravity  of  the  distillate  that  has  been  removed.     Very  frequent  sampling 
of   the   residual   is    not   therefore   always   necessary.    As   some  of   the 
tests  for  consistency  require  an  hour  or  more  to  make,  it  is  evident, 
that  if  distillation  is  continued  while  the  test  is  being  made,  the  residual 
will    have    changed    appreciably    during    that    period.     Exact    control; 
r^re  largely  a  matter  of  experience  and  knowledge  of  what  the 
given  test  indicate  as  regards  the  residual  in  the  still  at  the 


Fig.  9.  Distillation  of  Asphaltic  Petroleum 
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expiration  of  the  test.  Sometimes  distillation  is  inadvertently  carried  be- 
yond the  proper  point  for  the  production  of  a  given  product.  In  such 
ease  the  residual  may  sometimes  be  utilized  by  running  it  into  the  cooler 
and  there  mixing  with  it  the  residue  from  another  distillation  which  has 
not  been  carried  quite  far  enough.  Various  modifications  in  a  given  method 
of  distillation  are  necessary  to  produce  the  various  products  which  may 
be  required.  Fig.  9,  however,  serves  to  illustrate  in  general,  the  practice 
followed  in  the  manufacture  of  straight  residuals  for  use  in  highway  engi- 
neering, and  their  accompanying  distillates,  from  a  crude  asphaltic  petroleum. 
As  the  quantity  of  distillate  removed  from  a  given  charge  of  petroleum 
increases,  the  residual  remaining  in  the  still  becomes  more  and  more  vis- 
cous until  finally  it  will  solidify  upon  cooling.  In  most  cases  the  residual 
is  a  finished  product  after  it  has  been  discharged  from  the  still,  and  requires 
no  further  treatment.  Distillates,  however,  are  usually  further  refined  by 
redistillation  in  a  smaller  still  and  subsequent  agitation  with  concentrated 
sulphuric  acid,  followed  by  washing  with  a  solution  of  caustic  soda  and 
finally  with  water.  The  sulphuric  acid  combines  with  and  polymerizes 
the  unsaturated  compounds  which  are  present  and  forms  a  sludge  acid 
which  separates  by  gravity  from  the  purified  distillate.  The  sludge  acid 
may  then  be  treated  for  the  recovery  of  the  sulphuric  acid,  leaving  behind 
the  hydrocarbons  which  have  been  removed  from  the  distillate.  When 
the  distillates  are  of  inferior  quality  for  the  manufacture  of  refined  products 
or  when  market  conditions  do  not  warrant  their  further  refining,  they  are 
sometimes  run  into  a  common  tank  after  the  lightest  fraction  has  been 
separated,  and  are  sold  as  fuel  oil  distillate.  Refined  distillates  are  sold 
under  the  names  of  gasoline,  kerosene,  burning  oils,  turpentine  substitutes, 
spindle  oils,  cylinder  oils,  dust  layers,  etc.  The  residues  of  various  con- 
sistency are  sold  as  dust  layers,  carpeting  mediums,  fluxes,  asphalt  cements 
and  refined  asphalts.  For  further  details  and  principles  governing  dis- 
tillation in  general,  see  Art.  10. 

Distillate  Dust  Layers  are  usually  heavy  non-volatile  distillates  which 
may  have  been  treated  with  sufficient  sulphuric  acid  to  remove  all  objec- 
tionable odor,  due  to  the  presence  of  hydrocarbon  derivatives  containing 
sulphur.  They  are  usually  transparent  or  semitransparent  and  vary  in 
color  from  pale  yellow  to  dark  brownish  red.  They  resemble  and  are,  in 
effect,  inferior  lubricating  oils  which  flow  readily  at  ordinary  temperature 
and  do  not  possess  or  develop  after  application  any  true  cementitiousness. 
Their  function  is  to  lay  dust  in  much  the  same  manner  as  water  but,  being 
non-volatile,  their  effect  is  more  permanent  than  water.  They  should  be 
used  sparingly  or  otherwise  there  is  danger  of  disintegration  of  the  road 
surface  thru  the  medium  of  their  lubricating  action.  As  a  rule  they  are 
sufficiently  fluid  to  apply  to  a  road  surface  by  means  of  an  ordinary  street 
sprinkler,  but  a  pressure  distributor  is  to  be  preferred  for  this  purpose  in 
order  to  secure  a  very  light,  uniform  distribution.  Their  consistency  is 
determined  by  means  of  a  viscosimeter,  the  test  being  ordinarily  made  at 
25°  C  (77°  F).  The  physical  and  chemical  characteristics  of  a  typical  dis- 
tillate dust  layer  are  as  follows: 

Distillate  Dust  Layer 

Specific  gravity  25°/26°  C  (77°/77°  F) 0.892 

Specific  viscosity  (Engler)  50  cu  cm,  25°  C  (77°  F) 3.4 

flash  point  (closed  cap) 105°  C  (221°  F) 

Burning  point  (closed  cup) 168°  C  (316°  F) 

Loss  at  168°  C  (325°  F).  5  hr,  50  g 12.6% 

Character  of  residue Fluid 
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Soluble  In  carbon  dtailphide  (total  bitumen) 100 .00% 

Organic  matter  insoluble 0 .00% 

Inorganic  matter  insoluble  (ash) 0 .00% 

100.00% 

Bitumen  insoluble  in  86°  B  naphtha 0.00% 

Bitumen  insoluble  in  carbon  tetrachloride 0 .00% 

Fixed  carbon 0:40% 

All  distillate  dust  layers  are  completely  soluble  in  carbon  disulphide,  86°  B 
naphtha  and  carbon  tetrachloride.  They  seldom,  if  ever,  exceed  0.920 
specific  gravity  or  12.0  specific  viscosity.  Their  flash  point,  burning  point 
and  loss  by  volatilisation  vary  considerably,  the  first  two  properties  in- 
creasing and  the  last  decreasing  with  the  specific  gravity.  The  residue 
from  the  volatilization  test  is  invariably  fluid  and  greasy.  They  yield  a 
low  percentage  of  fixed  carbon,  seldom  over  1.0%,  and  upon  ignition  should 
be  free  from  ash.  Their  physical  and  chemical  properties  change  bvt  little 
after  application,  and  their  value  as  dust  layers  lasts  only  so  long  as  they 
are  not  supersaturated  with  dust  particles.  If  used  in  excessive  quantities 
they  produce  an  oily,  muddy  emulsion  in  wet  weather,  as  they  do  not  serve 
as  waterproofing  agents. 

Crude  and  Residual  Dust  Layers.  In  some  cases  crude  petroleums  are 
sold  and  used  directly  as  dust  layers.  As  a  rule,  however,  the  manufac- 
turer or  producer  prefers  to  remove  some  of  the  lighter  and  more  valuable 
distillates.  This  may  be  done  either  by  running  the  oil  thru  a  topping 
plant  or  subjecting  it  to  fractional  distillation.  The  former  practice  is 
common  with  the  viscous  asphaltic  crude  oils  while  the  more  fluid  semi- 
asphaltic  oils  are  subjected  to  distillation.  For  cold  application  the  char- 
acter of  a  topped  oil  is  not  materially  different  from  the  original  crude 
altho  its  specific  gravity,  specific  viscosity,  flash  point  and  burning  point 
are  slightly  increased  and  its  loss  by  volatilization  decreased.  Some  crude 
oils  are  too  viscous  to  be  used  directly  as  dust  layers,  in  which  case  either 
the  original  crude  or  the  topped  crude  may  be  thinned  down  to  suitable 
viscosity  by  adding  the  proper  quantity  of  some  cheap  petroleum  distil- 
late, such  as  a  distillate  dust  layer  or  burning  oil  fraction.  These  materials 
vary  greatly  in  character  according  to  the  crude  oil  from  which  they  are 
produced  and  their  method  of  manufacture  which  is  difficult  to  determine 
exactly  by  ordinary  routine  tests.  Their  function  is  similar  to  that  of  the 
distillate  dust  layers  altho  they  prove  effective  for  a  longer  period,  owing 
to  the  fact  that  they  form  a  thin  superficial  coat  upon  the  surface  treated. 
They  should  be  sufficiently  fluid  to  apply  cold  by  means  of  a  pressure  dis- 
tributor at  a  rate  of  not  over  \i  gal  per  sq  yd.  Altho  they  often  contain 
appreciable  amounts  of  the  heavier  asphaltic  hydrocarbons  and  upon  pro- 
longed exposure  in  thin  films  may  develop  some  adhesiveness,  they  do  not 
harden  after  application  with  sufficient  rapidity  to  be  used  in  the  construc- 
tion of  bituminous  carpets.  If  used  in  excessive  quantities  they  either 
act  as  lubricants  or  product  a  greasy  black  mud  in  wet  weather.  They 
are  brownish  black  in  color  and  most  of  them  resemble  crude  petroleum  in 
general  appearance.  The  following  analyses  are  typical  of  crude  and 
residual  petroleums  which  have  been  marketed  for  cold  surface  application. 

Crude  Heavy  Asphaltic  Petroleum 

Specific  gravity  26°/25°  C  (770/77°  P) 0.962 

P— cine  viscosity  (Engler)  60  cu  cm,  25°  C  (77°  F) 189.5 

v  ™>int  (closed  cup) 46°  C  (113°  P) 

point  (closed  cup) 67°  C  (153°  P) 

168°  C  (326°  F)f  6  hr.  60  g 24.8% 

racter  of  residue Viscous  fluid 
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Soluble  in  carbon  disulphide  (total  bitumen) 99 .80* 

Organic  matter  insoluble 0 .  15' 

Inorganic  matter  insoluble  (ash) 0 .05^o 

100.00% 

Bitumen  insoluble  in  86°  B  naphtha 10.62* 

Bitumen  insoluble  in  carbon  tetrachloride 0 .00* 

Ffied  carbon 5. 10«y0 


Topped  Medium  Asphaltxc  Petroleum 


0.938 


Specific  gravity  25°/25°  C  (77°/77°  F) 0.9 

Specific  viscosity  (Engler)  50  cu  cm,  25°  C  (77°  F) 56.2 

Flashpoint  (closed  cup) 180°  C  (266°  F) 

~ ) 


Burning  point  (closed  cup) 145°  C  (298°  F 

Loss  at  168°  C  (825°  F),  5  hr,  50  g 26.8^ 

Character  of  residue Viscous  flu* 


Soluble  in  carbon  disulphide  (total  bitumen) 99.91 

Organic  matter  insoluble 0 .05 . 

Inorganic  matter  insoluble  (ash) 0 .04% 

100.00% 

Bitumen  insoluble  in  86°  B  naphtha 12.90% 

Bitumen  insoluble  in  carbon  tetrachloride 0 .  00% 

Fixed  carbon 6.40% 

Most  of  the  crude  and  residual  petroleums  sold  as  dust  layers  have  a  specific 
gravity  of  between  0.930  and  0.980.  Their  specific  viscosities  at  25°  C 
(77°  F)  in  general  vary  from  about  25  to  140.  Many  of  them  are  too 
viscous  for  successful  cold  application.  Upon  being  subjected  to  the 
volatilisation  test  at  163°  C  (325°  F)  for  5  hr  they  usually  lose  from  8  to 
30%  and  the  residues  thus  produced  are  usually  fluid.  They  seldom  yield 
over  7%  fixed  carbon  but  may  show  as  high  as  15  or  18%  of  bitumen  in- 
soluble in  86°  B  naphtha.  Those  produced  from  light  semiasphaltic  pe- 
troleums may  show  2%  or  less  of  naphtha  insoluble  bitumen.  They  are 
almost  entirely  soluble  in  carbon  disulphide  and  also  in  carbon  tetrachloride. 
Residual  Fluxes  are  fluid  petroleum  residuums  preferably  carrying  a 
minimum  amount  of  volatile  material.  They  are  used  primarily  for  the 
purpose  of  softening  refined  asphalts,  especially  the  native  asphalts  which 
are  too  hard  to  be  directly  available  for  use  in  highway  engineering.  Those , 
produced  from  paraffin  petroleums  usually  have  a  specific  gravity  of  from 
0.920  to  0.940.  The  gravities  of  the  semiasphaltic  fluxes  lie  between  0.940 
and  0.975,  while  the  asphaltic  fluxes  run  from  0.975  to  1.01  and  over.  In 
general  their  flash  point  should  be  well  above  163°  C  (325°  F)  as  this  is 
the  temperature  to  which  they  are  likely  to  be  heated  when  being  combined 
with  the  solid  asphalts.  They  should  not  lose  over  5%  by  weight  when 
subjected  to  the  volatilisation  test  for  5  hr  at  163°  C  (325°  F).  The  residues 
from  this  test  may  or  may  not  harden  appreciably  but  the  degree  of  harden- 
ing should  never  cause  the  asphalt  cement  in  which  they  are  incorporated 
to  show  a  loss  of  over  50%  in  penetration  when  subjected  to  the  volatil- 
ization test  at  163°  C  (325°  F).  In  this  respect  they  differ  from  the  most 
desirable  type  of  residual  carpeting  medium.  The  characteristics  of  certain 
typical  residual  fluxes  available  in  1914,  as  given  by  Forrest  (20c),  are  «l 
in  Table  VII.       In  general,  as  fluxes  increase  in  specific  gravity,  the> 
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Table  VII. — Residual  Fluxes 


Specific  gravity  15.5°  C  (60°  F) 

Baum£  gravity 

Flash  point 

Low  at  163°  C  (325°  F)  5  hr(  60  g. . 
Residue,  float  teat  at  65°  C  (149°  F) 


Soluble  in  carbon  disulphide  (total  bitumen) 

Paraffin  scale 

Sulphur 


1.01 

heavy 

166°  C 

(381°  F) 

2.22% 

60 


be  used  in  greater  quantity  with  a  given  refined  asphalt  to  produce  an 
asphalt  cement  of  given  penetration.  The  asphaltic  fluxes  usually  show  a 
higher  loss  by  the  volatilization  test  than  do  the  paraffin  and  semiasphaltic 
fluxes.  This  is  due  to  the  fact  that  in  their  manufacture  distillation  cannot 
be  carried  to  as  high  a  temperature  because  the  asphaltic  residual  would 
become  too  hard  for  use  as  a  flux  if  distilled  to  the  same  temperature  as 
the  paraffin  and  semiasphaltic  petroleums.  This  is  also  shown  by  the 
relatively  low  flash  point  of  most  asphaltic  fluxes. 

Residual  Carpeting  Mediums  are  products  not  unlike  certain  of  the 
very  heavy  residual  fluxes.  They  are  too  viscous  to  apply  cold  but  when 
heated  should  be  sufficiently  fluid  to  be  capable  of  uniform  distribution 
over  a  road  surface  at  the  rate  of  not  over  3^  gal  per  sq  yd  if  applied  by 
means  of  a  pressure  distributor.  They  should  either  possess  considerable 
cementitiousness  or  develop  after  application  sufficient  cementitiousness  to 
properly  perform  their  function,  which  is  that  of  adhering  to  the  road 
surface  and  holding  in  place  the  covering  of  fine  aggregate  with  which  they 
combine  to  form  a  bituminous  carpet.  Those  which  harden  appreciably 
when  subjected  to  the  volatilization  test  are  to  be  preferred.  Many  of  the 
residual  petroleums  used  as  carpeting  mediums  are  entirely  unsuited  for 
the  purpose  because  they  are  too  fluid  to  possess  the  requisite  degree  of 
cementitiousness,  and  during  manufacture  have  been  distilled  at  such  high 
temperature  that  all  chance  of  loss  by  volatilization,  to  a  sufficient  extent 
to  cause  appreciable  hardening  after  application,  has  been  eliminated.  On 
the  other  hand,  if  they  originally  possess  sufficient  consistency  or  stability 
to  serve  adequately  as  bituminous  cements  for  the  mineral  aggregate  of  the 
curpet,  it  is  often  difficult,  if  not  impossible,  to  distribute  them  uniformly, 
and  at  the  proper  rate,  over  the  road  surface.  Soft  asphalt  cements  fluxed 
to  proper  consistency  with  a  volatile  distillate  possess  certain  advantages 
over  the  straight  residual  carpeting  mediums,  especially  for  use  on  broken 
stone  and  gravel  roadways.  The  characteristics  of  residual  petroleums 
which  have  been  used  as  carpeting  mediums  are  shown  in  Table  VIII. 
For  the  reasons  above  mentioned,  No.  1  is  unsuitable  for  use  in  this  con- 
nection, while  No.  2,  altho  showing  reasonably  satisfactory  physical  and 
chemical  characteristics,  is  more  difficult  to  apply  properly. 

Asphalt  Cements  from  Petroleum  produced  by  straight  distillation  vary 
in  characteristics  according  to  the  type  of  petroleum  distilled  and  the  pur- 
pose for  which  the  asphalt  cement  is  prepared.  Those  intended  for  use 
in  bituminous  macadam  construction  are  usually  softer  than  for  use  in 
:-*ous  concrete  or  sheet  asphalt  pavements.  In  general  the  finer  the 
aggregate  which  is  to  be  cemented,  the  lower  should  be  the  pene- 
f  the  asphalt  cement.     This  is  due  to  the  fact  that  fine  aggregates 
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Table  Vm.— Residual  Carpeting  Medium* 


Specific  gravity  26°/26°  C  (77°/77°  F) 

linat  teft  at  60*  C  (122°  P) 

flash  point  (dosed  cup) / 

Loss  168°  C,  (826°  P)  6  hr.  60  g 

Residue,  float  test  at  60*  C  (122°  P) 

Soluble  in  carbon  disulphide  (total  bitumen) 

Organic  matter  insoluble 

Inorganic  matter  insoluble  (ash) 

Bitumen  insoluble  in  86°  B  naphtha 

Bitumen  insoluble  in  carbon  tetrachloride 


(1) 

(2) 

1.010 
viscous  fluid 
196°  C 
(386°  F) 
2.60 
Too  soft 

99.91% 
0.06* I 
0.06% 

1.001 

60  see 

178°  C 

(848°  P) 

8.76 

96  see 

99.86% 
0.07% 
0.07% 

100.00% 

19.72% 

0.00' } 

11.60% 

100.00% 

18.66% 

0.00% 
7.00% 

have  less  inherent  mechanical  stability  in  a  pavement  than  coarse  aggre- 
gates and  therefore  require  a  more  solid  and  harder  cement  to  hold  the 
mineral  particles  in  place.  The  most  desirable  penetration  for  asphalt 
cements  for  a  given  type  of  pavement  varies  with  the  type  of  oil  from 
which  they  are  produced.  The  penetration  test  is  the  principal  control 
test  used  in  their  manufacture  and  as  the  penetration  or  consistency  varies, 
so  also  will  the  other  physical  and  chemical  properties.  These  variations 
differ  somewhat,  however,  for  asphalts  produced  from  different  types  of 
petroleum  and  are  often  greatly  modified  by  variations  in  the  method  of 
distillation.  Table  IX  illustrates  the  general  scope  and  character  of  these 
variations,  as  applied  to  asphalt  cements  of  different  penetrations  produced 
by  straight  distillation  of  the  same  crude  petroleum.  The  actual  test  values 
are  not  typical  of  all  asphalt  cements  of  the  same  penetration  produced 
from  different  petroleums  and  should  not  be  so  interpreted.  Considering 
the  first  three  analyses  it  will  be  noticed  that  as  the  penetration  at 
25°  C  (77°  F)  decreases,  the  specific  gravity,  flash  point,  melting  point, 
naphtha  insoluble  bitumen,  and  fixed  carbon  gradually  increase.  The 
ductility,  loss  by  volatilisation  and  penetration  of  residue,  on  the  other  hand, 
decrease.  The  solubility  in  carbon  disulphide  and  carbon  tetrachloride, 
however,  remain  about  the  same.  The  fourth  analysis  represents  an  asphalt 
cement  which  has  been  badly  injured  by  cracking  during  the  distillation 
process.  While  its  penetration  at  25°  C  (77°  F)  is  the  same  as  that  shown 
by  No.  3,  its  penetration  at  4°  C  (39°  F)  is  very  much  lower,  showing  extreme 
susceptibility  to  temperature  changes.  Its  melting  point  has  decreased 
somewhat  and  also  its  ductility.  It  shows  a  notable  increase  in  loss  by 
volatilisation  at  163°  C  (325°  F)  and  under  this  test  produces  a  very  hard 
residue,  as  shown  by  the  low  penetration.  Cracking  is  directly  shown  by 
the  presence  of  nearly  2%  of  organic  material  insoluble  in  cartxm  disulphide 
and  also  by  the  high  percentage  of  its  bitumen  which  is  insoluble  in  carbon 
tetrachloride.  If  examined  under  the  microscope  the  organic  material  in- 
soluble in  carbon  disulphide  would  be  found  to  resemble  soot  and  to  be,  in 
fact,  amorphous  carbon  produced  by  decomposition  of  some  of  the  heavy 
hydrocarbons  of  the  original  petroleum.  The  percentage  of  bitumen  in- 
soluble in  86°  B  naphtha  has  notably  increased  as  has  also  the  percentage 
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Table  IX. — Asphalt  Cements  Produced  by  Straight  Distillation 


Specific  gravity 

Flash  point { 

Penetration  25°  C  (  77°  F) 

Penetration    4°  C  (  89°  F) 

Penetration  46°  C  (115°  F) 

Melting  point | 

Ductility  25°  C  (77°  F)  cm 

168°  C  (326°  F)  5  hr,  60  g 

Penetration  residue  25°  C  (77°  F) . . 


Soluble  in  CS»  (total  bitumen) 

Organic  matter  insoluble 

Inorganic  matter  insoluble 


Bitumen  insol.  86°  B  naphtha. 

Bitumen  insol.  CCh 

Fixed  carbon 


(1) 


1.080 
220°  C 

(428°  F) 
125 


40°  C 
(104°  F) 
100  + 
2.0  % 

90 

99.90% 
0.05% 
0.05% 

100.00% 


(2) 


1.040 
240°  C 
(464°  F) 

90 

45 

hp'c" 

(122°  F) 
100  + 

1.0  % 
60 

99.88% 
0.06% 
0.06% 

100.00% 


(3) 


1.045 
260°  C 
(482°  F) 

55 

20 
250 

57°  C 
(185°  F) 

60 
0.3  % 

35 


100.00% 

28.0  % 
0.0  % 
16.0 


(4) 


1.050 
200°  C 
(892°  P) 
55 

6 


50°C 
(122°  P) 
20 
5.0 
6 


9!:81 

0.08% 

100.00% 

32.0  % 

3.5  % 

20.0  % 


of  fixed  carbon.  All  asphalt  cements  which  have  been  injured  by  cracking 
do  not  exhibit  such  marked  changes  as  shown  above.  The  exact  changes 
are  largely  dependent  upcn  the  extent  of  cracking  and  original  character 
of  the  petroleum  distilled.  The  preliminary  stages  of  cracking  are  sometimes 
indicated  by  only  one  or  two  tests  in  the  interpretation  of  which  care  must 
be  taken  to  first  identify  the  original  petroleum.  As  a  means  of  general 
comparison  the  relative  characteristics  of  typical  asphalt  cements  of 
approximately  the  same  penetration  produced  by  distillation  of  Texas, 
California,  and  Mexican  petroleums  are  shown  in  Table  X. 


Table  X. — Asphalt  Cements  from  Various  Petroleums 


Pet. oleum 

Specific  gravity  25°/25°  C  (77°/77°  F) 

Flash  point I 

Penetration  at  25°  C  (77°  F) 

Penetration  at   4°  C  (89°  F) 

Melting  point { 

Ductility  25°  C  (77°  F)  cm 

Loss  163°  C  (325°  F)  6  hr,  50  g 

Penetration  of  residue  at  25*  C  (77°  F) . . 

Soluble  in  CSt  (total  bitumen) 

Organic  matter  insoluble 

Inorganic  matter  insoluble  (rah) 

Bitumen  insoluble  86°  B  naphtha 

Bitumen  insoluble  in  CCh 

"**— 'd  carbon 

•ffin  scale 

*ur 


Texas 
1.020 
206°  C  + 
(401°  F+) 
95 
48 

56°  C 
(133°  F) 
40 

0.4  % 
70 

99.85% 
0.08% 
0.07% 

100.00% 

24.80% 
0.07% 

18.00< 
1.00* 
0.75% 


California 

1.035 
206°  C  + 

(401°  F+) 

86 

18 

48°  C 
(118°  F) 
100  + 

10  % 

45 

99.92% 
0.04% 
0.04% 

100.00% 


Mexican 
1.047 
205°  C  -f- 
(401°  P-l) 

90 

30 

65°  C 
(181°  F) 

80 

*S  3    % 
60 


100.00% 

28.30% 
0.08% 

16.60< 
1.60< 
4.96< 
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Refined  Asphalts  from  Petroleum  are  similar  in  character  to  asphalt 
cements  produced  by  distillation  of  the  same  petroleum.  The  term  refined 
asphalt,  or  R.A.,  usually  implies  that  the  material  is  too  hard  to  be  used  in 
highway  construction  without  first  fluxing  it  with  a  residual  flux  to  softer 
consistency  or  higher  penetration.  Refined  asphalts  may,  therefore,  be 
considered  as  very  hard  asphalt  cements.  If  carefully  prepared  they  differ 
only  from  the  softer  asphalt  cements  in  those  properties  which  have  been 
shown  to  change  by  a  gradual  increase  or  decrease  as  the  result  of  continued 
distillation.  Their  penetration  at  25°  C  (77°  F)  is  usually  40  or  less.  They 
may  be  softened  to  any  desired  penetration  by  combining  with  them  the 
proper  proportion  of  suitable  flux.  They  are  mainly  used  in  connection 
with  the  construction  of  sheet  asphalt  pavements  where  it  is  desired  to 
control  and  to  modify,  at  the  paving  plant,  the  consistency  of  the  asphalt 
cement  which  is  used.  This  practice  has  been  handed  down  from  the 
days  when  only  refined  native  asphalts  were  used  to  any  extent  in  sheet 
asphalt  construction.  Since  then,  however,  many  municipalities  have 
learned  what  penetration  of  various  asphalt  cements  is  most  desirable  to 
meet  their  local  conditions  of  climate,  traffic,  aggregate,  etc,  and  as  the 
manufacturers  can  meet  penetration  requirements  within  very  close  limits, 
there  is  a  general  tendency  to  purchase  ready  prepared  asphalt  cements 
rather  than  to  purchase  separately  and  afterward  combine  the  refined 
asphalt  and  flux.  There  is  much  to  be  said  for  the  old  practice  where 
careful  control  at  the  paving  plant  is  assured,  but  the  ready  prepared  asphalt 
cements  have  found  favor  in  the  smaller  types  of  plants,  particularly  in 
connection  with  bituminous  concrete  construction,  where  a  coarse  aggregate 
is  used.  Ready  prepared  asphalt  cements  are,  moreover,  almost  invariably 
used  in  bituminous  macadam  construction. 

•Sludge  Asphalts  are  sometimes  produced  as  by-products  in  the  purifica- 
tion of  petroleum  distillates.     These  distillates  are  agitated  with  concen- 
trated sulphuric  acid  in  lead-lined  agitators.     The  sulphuric  acid  combines 
with  and  produces  certain  hydrocarbons  of  an  asphalt-like  nature  which 
are  removed  as  sludge  acid.     Upon  subsequent  dilution  with  water,  the 
sludge  acid  breaks  down,  and  upon  standing,  the  hydrocarbons,  which  have 
been  removed  or  formed  from  the  original  distillate,  rise  to  the  surface  of 
the  solution  and  may  be  separated  from  the  dilute  acid  which  is  afterward 
concentrated  and  recovered  for  the  further  purification  of  distillates.     The 
separated  oil  is  usually  viscous  and  shows  a  strong  acid  reaction.     It  is 
called  acid  sludge  and  is  sometimes  fractionally  distilled  until  a  semisolid 
residue,  known  as  sludge  asphalt,  is  obtained.     Sludge  asphalts  are  acted 
upon  by  water  and  are  not  generally  considered  suitable  for  use  in  the 
treatment  or  construction  of  highways.     In  the  early  days  of  petroleum 
refining  they  were  considered  as  waste  products  and,  as  they  could  not 
be  conveniently  disposed  of,  they  were  sometimes  run  into  large  pits  dug 
in  the  ground.     A  large  deposit  of  this  nature  accumulated  at  an  old  refinery 
near  Baltimore,  Md.,  and  there  remained  for  many  years.     The  sludge 
asphalt  probably  underwent  considerable  change  in  chemical  and  physical 
properties  during  this  period  and  some  time  later  this  product,  which  had 
become  saturated  with  water,  was  mined  from  the  pit,  heated  in  open 
kettles  until  fluid,  the  acid  neutralized  with  caustic  soda,  and  the  resulting 
salt  solution  separated  by  gravity.     The  asphalt  was  then  fluxed  to  desired 
consistency  and  used  to  some  extent  in  the  treatment  and  construction 
of  highways.     It  was  found  to  be  highly  resistant  to  water  action.     Such 
old  deposits,  however,  are  of  minor  importance  owing  to  the  fact  that  they 
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The  manufacture  of  asphalt  from  this  source  in 
also  attended  with  considerable  difficulty  and  such  asphalt  has  not  been 
Used  to  any  great  extent. 

SO.    The  Blowing  of  Petroleums 
Blowing  Stills  or  Kettles  used  in  the  oxidation  of  petroleums  for   the 
purpose  of  producing  asphalts  are  much  alike  in  principle  but   may    be 

divided  into  two  types:  (1)  Those  in  which  the  air  is  pulled  or  sucked  thru 
the  charge  of  petroleum,  and  (2)  those  in  which  it  is  forced  thru  under 
pressure.  In  1894  Francis  X.  Byerley  patented  in  the  United  States  a 
process  for  the  manufacture  of  asphalt  from  petroleum  by  means  of  the 
action  of  air  upon  the  heated  material.  Byerley' s  apparatus  consisted  of 
a  cylindrical  vertical  still  thru  the  head  of  which  were  inserted  a  number 
ol  vertical  pipes  extending  almost  to  the  bottom  of  the  still  and  dipping 
well  into  the  charge  of  petroleum  or  petroleum  residuum.  The  upper  ends 
of  these  pipes  were  open.  A  pipe  or  gooseneck  connected  the  upper  part 
of  the  still,  or  vapor  space,  with  a  coil  condenser  which  discharged  into  a 
receiving  tank.  The  receiving  tank  was  hermetically  closed  with  the 
exception  of  the  inlet  pipe  and  one  other  .which  led  from  the  top  to  the 
suction  port  of  an  air  pump.  The  Byerley  apparatus  was  operated  by  means 
of  the  pump  which  created  a  partial  vacuum  in  the  still,  thus  causing  the 
atmospheric  pressure  to  force  air  thru  the  vertical  pipes  extending  into  the 
charge  of  petroleum  and  to  thus  thoroly  agitate  it  with  air.  In  1899  the 
United  States  Patent  Office  granted  a  patent  to  Culmer  and  Culmer  foi 
a  process  of  making  asphaltic  fluxes  by  means  of  the  action  of  air  upon 
heated  petroleum  redduums.  The  Culmer  apparatus  consisted  of  art  open 
kettle  set  in  brickwork  over  a  furnace,  the  bottom  being  protected  from 
direct  fire  by  means  of  a  brick  arch.  The  kettle  was  provided  with  a 
draw-off,  operated  by  a  valve,  end  located  at  one  end  near  the  bottom. 
The  petroleum  was  run  into  the  kettle  from  a  pipe  which  did  not  form 
a  part  of  the  apparatus  proper.  A  vertical  pipe  connected  with  a  pressure 
pump  reached  almost  to  the  bottom  of  the  kettle.  This  pipe  connected 
with  a  longitudinal  pipe  which  extended  along  the  bottom  of  the  kettle. 
and  which  was  either  perforated  along  its  entire  length  or  carried  a  nunilir-i 
of  perforated  side  branch  pipes  capped  at  the  ends.     By  this  means   ait 


Fig.  10.    Culmer  Blowing  Kettle 

could  be  forced  by  the  pump  thru  the  piping  system  into  the  charsr^    0 

petroleum  residuum.      The  air  supply  was  controlled  by  means  of  a  v^l^, 

' — ited  outside  of  the  kottlc  io  the  main  supply  line.      This  apparatus    -wa 

■■d  to  handle  non-volatile  petroleum  rcsiduums  and  no  provision    wa 

r  distillation.     The  Culmer  type  of  blowing  kettle  is  shown  in  Fijj,  jq 


Art  20  The  Blowing  of  Petroleums  649 

Id  connection  with  this  kettle  a  later  device  was  used  for  removing  any 
volatile  products  formed  during  the  blowing  process.  This  device  con- 
sisted of  a  conical  hood  fitting  closely  over  the  top  of  the  kettle  and  con- 
necting at  its  apex  with  a  large  exhaust  pipe  thru  which  the  volatile  prod- 
ucts were  pulled  by  means  of  an  exhaust  pump  or  fan.  The  modern  blowing 
apparatus  holds  a  charge  of  from  2000  to  5000  gal,  and  makes  use  of  the 
principle  of  injecting  air,  into  and  thru  the  heated  petroleum,  under  greater 
than  atmospheric  pressure  rather  than  to  pull  it  thru  by  means  of  an 
exhaust  or  partial  vacuum  imposed  upon  the  charge  itself.  The  charge  is 
often  heated  by  means  of  a  coil  thru  which  is  passed  superheated  steam 
instead  of  by  direct  fire.  In  some  instances  the  blowing  process  is  con- 
ducted in  an  horisontal  cylindrical  still,  the  dome  being  open  and  hooded. 
Sometimes  it  is  conducted  in  an  ordinary  type  of  still  fitted  with  piping 
similar  to  that  for  the  injection  of  steam  during  steam  distillation.  In 
general,  however,  the  blowing  stills  are  not  designed  for  the  manufacture 
of  distillates. 

The  Blowing  Process.  There  are  a  number  of  variations  in  the  blowing 
process  as  practiced  in  modern  refineries,  depending  upon  the  character  of 
material  which  is  to  be  produced.  In  the  preparation  of  bituminous  mate- 
rials for  use  in  highway  engineering,  both  semiasphaltic  and  asphaltic  fluid 
petroleum  residuums  and  soft  asphalt  cements  are  often  subjected  to  the 
blowing  process.  The  action  of  the  air  becomes  very  pronounced  when 
the  material  is  heated  to  about  220°  C  (425°  F)  and  the  air  is  injected  so 
is  to  produce  copious  agitation.  An  exothermic  reaction  is  then  induced 
which  often  produces  enough  heat  to  make  other  means  of  heating  unnec- 
essary thruout  the  process.  It  is  necessary  to  exercise  considerable  care 
in  the  manipulation  of  the  air  supply  or  the  temperature  of  the  charge 
may  otherwise  be  raised  considerably  above  its  flash  point  and  a  serious 
explosion  result  from  spontaneous  combustion.  The  exact  reactions  in- 
volved are  complex  and  varied  in  character.  A  small  amount  of  oxygen 
from  the  air  may  combine  with  some  of  the  hydrocarbons,  but  the  general 
type  of  reaction  seems  to  be  one  of  nucleus  condensation  in  which  an  atom 
of  oxygen  combines  with  two  atoms  of  hydrogen  or  two  hydrocarbon  radi- 
cals which  it  splits  off  from  two  different  molecules.  It  is  then  eliminated 
as  water  or  volatile  oxygen  derivatives  of  the  hydrocarbons.  Meanwhile 
the  radicals  produced  in  the  residuum  join  together  to  form  a  single  heavier 
aad  more  complex  hydrocarbon.  One  of  the  simplest  forms  of  this  type 
of  reaction  may  be  considered  as  taking  place  between  two  monocyclic 
polymethylene  molecules  and  one  oxygen  atom,  with  the  production  of  a 
single  dicyclic  polymethylene  and  one  molecule  of  water.  Such  a  reaction 
may  be  graphically  illustrated  as  follows,  altho  this  particular  reaction 
does  not  actually  take  place  because  the  original  hexamethylene  molecules 
are  not  present  in  petroleum  residuums  but  only  in  crude  petroleums. 

CHs  CHs  CHi 

/\  /\  /\ 

HsC        CHs  H*C        CH  —  HC        CHi 

2.  |         |        +0-       |         |  ||       +  H.O 

HiC        CHs  H2C        CHs   HsC        CHs 

\   /  \   /  \   / 

CHs  CHi  CHs 

Owing  to  the  formation  of  various  radicals  in  the  charge,  exceedingly  com- 
plex nucleus  condensation  products  are  probably  formed  which  contain 
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a  number  of  cycles  in  the  molecule.  In  any  event,  even  when  the  original 
material  contains  no  hydrocarbons  volatile  at  the  temperature  at  which 
it  is  blown,  it  undergoes  a  marked  change  in  many  of  its  physical  and 
chemical  properties.  If  originally  fluid  it  gradually  begins  to  thicken  and 
become  more  viscous  until  finally  it  attains  semisolid  consistency  upon 
cooling.  If  blowing  is  continued,  it  becomes  more  and  more  solid.  Its 
melting  point  increases  markedly,  altho  its  specific  gravity  changes  but 
slightly.  The  action  of  the  air  also  increases  the  percentage  of  bitumen 
which  is  insoluble  in  86°  B  naphtha  and  at  the  same  time  raises  its  percentage 
of  fixed  carbon  but  to  a  less  noticeable  extent. 

Blown  Petroleums  from  Fluid  Residues.  If  fluid  petroleum  residuums 
are  blown  to  the  consistency  of  asphalt  cements,  such  cements  are  invariably 
short  and  non-ductile.  If  the  original  residuum  was  very  fluid  they  are 
greasy  or  cheesy  and  lack  cementitiousness.  They  may  then  have  a  very 
high  melting  point  and  at  the  same  time  show  an  exceedingly  high  pene- 
tration, or,  in  other  words,  be  very  soft.  Blown  fluid  residues  of  the  same 
consistency,  or  showing  the  same  float  test  as  the  better  types  of  straight 
distilled  carpeting  mediums,  are  wholly  unsuited  for  use  in  this  connection. 
If  the  original  petroleum  is  semiasphaltic  or  asphaltic  in  character  and  first 
distilled  to  a  very  viscous  residue,  it  may  be  converted  to  an  asphalt  cement 
possessing  some  cementitiousness,  but  not  always  as  desirable'  as  tho  the 
original  distillation  had  been  carried  to  the  production  of  a  very  soft  asphalt 
cement  and  afterward  blown  to  the  desired  penetration.  The  latter  practice 
is  fortunately  in  more  common  use. 

Blown  Oil-Gilsonite  Asphalt  Cements.  One  of  the  most  satisfactory 
types  of  asphalt -cement,  produced  primarily  by  blowing  fluid  residuums,  is 
that  which  has  been  reinforced  by  combining  it  with  gilsonite  which  ini- 


Table  XI. — Gilsonite  and  Blown  Oil-Gilsonite  Asphalt  Cement 


Material 

Specific  gravity  25°/25°  C  (77°/77°  F) 

Flash  point 

Penetration  at  25°  C  (77°  F) 

Penetration  at  4°  C  (39°  F) 

Penetration  at  46°  C  (115°  F) 

Melting  point 

Ductility  25°  C  (77°  F)  cm 

k6v\  Khr.  50r.  • 

(77°  F) 


163°  C  (326*  F),  5  hr,  50  g 
Penetration  of  residue  at  26*  C 


Soluble  in  CS*  (total  bitumen)  . . 

Organic  matter  insoluble 

Inorganic  matter  insoluble  (ash) 


Bitumen  insoluble  in  86°  B  naphtha , 

Bitumen  insoluble  in  CC1« 

Fixed  carbon 

Paraffin  scale 

Sulphur 


Gilsonite 
1.040 


168*  C 
(325°  F) 

"6".4'% 
0 
99.77% 


0.04 
0.19 


100.00% 

63.73% 
0.00% 
18.70% 
.00% 
70% 


0 

1 


A.C. 
0.980 
/  205°  C  + 
\  (401°  F+) 
85 
45 
180 
/    60°  C 
\  (140°  F) 

0.18% 
56 

99.91% 
0.05% 
0.04% 

100.00% 

26.00% 

0.03% 

•9.80% 

1.60% 

0.70 


*  considerable  degree   of  adhesiveness  and   produces  a   peculiarly 

product.     Unfortunately,  it  is  difficult  to  positively  identify  such 

by  the  ordinary  analytical  methods  as  products  showing  very 
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characteristics  may  be  produced  by  blowing  certain  soft  asphalt 
cements  to  harder  consistency.  They  consist  of  a  relatively  small  amount 
of  gilsonite  which  is  added  to  the  contents  of  the  blowing  kettle  or  still 
after  the  fluid  residuum  has  been  blown  to  the  desired  melting  point.  It 
may  then  be  cheesy  or  greasy  and  should  properly  be  considered  in  the 
light  of  a  very  heavy  flux.  After  the  gilsonite  has  been  added  the  blowing 
process  is  continued  for  some  time  before  the  finished  product  is  drawn 
from  the  stilt  The  analysis  of  a  typical  asphalt  cement  of  this  nature 
is  shown  in  Table  XI.  The  analysis  of  a  specimen  of  gilsonite  is  also  given. 
Partially  Blown  Oil  Asphalts.  Fillers.  If  distillation  of  a  semiasphaltic 
or  asphaltic  petroleum  is  carried  to  the  production  of  a  very  soft  asphalt 
cement,  say  of  300  penetration,  oementitiousness  is  assured,  and  such  prod- 
uct may  then  be  blown  to  any  desired  lower  penetration.  The  blowing 
process  then  imparts  certain  desirable  properties  which  cannot  be  secured 
in  any  other  way.  The  melting  point  of  the  asphalt  cement  is  materially 
raised  and  its  susceptibility  to  temperature  changes  is  greatly  lessened. 
It  becomes  more  or  less  rubbery  in  character  and  is  admirably  suited  for 
use  as  a  seal  coating  material  on  certain  types  of  bituminous  concrete 
pavements  containing  a  coarse  aggregate.  Such  products,  when  prepared 
for  use  as  a  filler  for  brick  or  block  pavements,  are  sometimes  cast  or  molded 
into  strips  which  may  be  placed*  in  the  pavement  without  preheating  or 
pouring  and  thus  serve  as  expansion  joints.  The  strips  may  also  consist 
of  a  mastic  produced  by  combining  with  the  asphalt  cement  fine  mineral* 
matter,  such  as  limestone  dust  or  silica.  They  are  made  of  varying  width 
and  thickness  to  suit  the  different  types  of  pavement.  When  not  manu- 
factured as  ready  prepared  strips  or  expansion  joints,  the  fillers  have  to 
be  heated  to  a  rather  high  temperature  before  pouring  them  into  the  joints 
of  the  pavement.  Partially  blown  asphalt  cements  may  usually  be  dis- 
tinguished from  asphalt  cements  produced  by  blowing  fluid  residuums,  by 
their  higher  specific  gravity  and  lower  penetration  for  approximately  the 
same  melting  point.  They  may  be  more  or  less  ductile,  according  to  the 
character  of  the  asphalt  cement  before  blowing  and  the  length  of  time 
that  they  are  blown.  The  characteristics  of  a  partly  blown  asphalt  cement 
are  shown  in  the  following  analysis. 

Partly  Blown  Asphalt  Cement 

Specific  gravity  25°/25°  C  (77°/77°  F) 0.999 

FU  point 205°  C  +  (401°  F  +) 

Penetration  at  28°  C  (77°  F) 45 

Penetration  at  4°  C  (39°  F) 28 

Penetration  at  46°  C  (116°  F) 67 

Melting  point 82°  C  (180°  F) 

Ductility  25°  C  (77°  F)cm 4 

Loss  at  163°  C  (826°  F),  5  hr,  60  g. 0.3  % 

Penetration  of  residue  at  25°  C  (77°  F) 35 

Soluble  m  CSt  (total  bitumen) 99.88% 

Organic  matter  insoluble 0.10% 

Inorganic  matter  insoluble  (ash) 0.02% 

100.00% 

Bitumen  insoluble  in  86°  B  naphtha 31.20% 

Bitumen  insoluble  in  CCU 0.08% 

Fixed  carbon 10.10% 

Paraffin  scale °-40/? 

Sulphur 0.71% 
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21.    The  Emulsiflcation  of  Petroleum  Products 

The  Emulsifying  Process.  Petroleum  products  are  insoluble  in  water. 
Unlike  the  vegetable  and  animal  oils  and  fats,  they  are  not  directly  saponi- 
fiable  and  will  not  combine  with  the  alkalies,  such  as  caustic  soda,  to  produce 
soluble  soaps.  In  order  to  produce  thin,  dilute  emulsions  of  petroleum 
products  and  water  it  is  necessary  to  first  thoroly  mix  them  with  a  soap 
or  soap  solution.  Sometimes  the  ingredients  of  the  soap  are  added  sep- 
arately, after  which  the  material  may  be  mixed  with  water  to  almost  any 
extent.  Such  products  are  manufactured  and  sold  as  emulsifying  oils. 
Sometimes,  particularly  in  the  case  of  asphalt  emulsions,  a  certain  amount 
of  water  is  added  during  the  manufacturing  process  so  as  to  produce  a  thick 
viscous  emulsion  which  may  be  diluted  with  water  prior  to  its  use  in  high- 
way treatment  or  construction.  The  emulsifying  agents  commonly  em- 
ployed are  commercial  oleic  acid,  known  as  elaine,  or  cottonseed  oil,  in 
combination  with  caustic  soda,  potash  or  ammonia.  Carbolic  acid,  pine 
oil  and  various  other  materials  are  sometimes  used  in  the  preparation  of 
these  emulsions  for  the  purpose  of  assisting  the  process  of  emulsiflcation. 
The  satisfactory  emulsiflcation  of  asphalt  cements  is  often  a  difficult  matter 
because  of  the  rather  delicate  and  unstable  equilibrium  of  the  suspended 
bituminous  material  which  tends  to  separate  from  the  water  upon  slight 
provocation.  Crude  petroleums  and  fluid  petroleum  residuums  are,  how- 
ever, not  so  difficult  to  emulsify  and  the  apparatus  is  not  complicated. 
For  the  preparation  of  such  emulsions  in  dilute  form  ready  for  application, , 
a  hot  soap  solution  is  first  prepared  in  a  tank,  the  bottom  of  which  is  con- 
nected with  a  circulating  pump  which  produces  agitation  by  discharging 
back  into  the  tank.  The  desired  amount  of  fluid  petroleum  residuum  is 
then  run  into  the  tank,  the  contents  of  which  are  circulated  thru  the  pump 
until  the  emulsiflcation  is  completed.  The  emulsion  may  then  be  further 
diluted  if  required. 

Emulsifying  Oils.  Fluid  residual  petroleums  which  have  been  emulsi- 
fied or  prepared  for  emulsification  can  be  considered  only  as  dust  layers 
and  not  as  carpeting  mediums  whether  prepared  from  semiasphaltic  or 
asphaltic  petroleums.  They  possess  the  advantage  of  easy  application  at 
almost  any  desired  rate  and  have  been  used  to  a  considerable  extent  as 
dust  layers  for  park  highways.  In  general,  the  manufactured  emulsifying 
oils  resemble  the  ordinary  fluid  petroleum  residuums  in  appearance.  Owing 
to  the  fact  that  the  emulsifying  agents  are  to  a  large  extent  soluble  in  carbon 
disulphide,  they  are  apt  to  escape  notice  in  ordinary  routine  examination. 
The  products  produce  a  brown,  milky,  uniform  emulsion  with  water  and, 
upon  standing,  the  bitumen  usually  remains  in  suspension  for  a  considerable 
period  of  time  before  separation  commences.  Upon  application  of  a  dilute 
emulsion  to  a  road  surface  the  water  gradually  evaporates  and  leaves  behind 
a  film  of  the  original  residuum,  which  is  usually  rather  greasy  in  character. 
The  characteristics  of  a  manufactured  emulsifying  oil  are  shown  in  the 
following  analysis: 

Emulsifying  Oil 

Specific  gravity  25°/26°  C  (77° /77°  F) 0 .796 

Flash  point 178°  C  (848°  F) 

"— '**  viscosity  (Engter)  60  cu  cm,  60°  C  (122°  F) 28.6 

•**  C  (326°  F),  5  hr,  20  g 14.76% 

•  of  residue Fluid 


Art.  21        ~  The  Emulsification  of  Petroleum  Products  653 

Soluble  in  CS* 99.80% 

Organic  matter  insoluble 0.02% 

Inorganic  matter  insoluble 0 .  00% 

100.00% 

Total  U»?ftinHLi  in  86°  B  naphtha 1 .20% 

fixed  carbon 8 .90% 

Ash  recovered  as  alkaline  carbonate 8 .36% 

Asphalt  Cement  Emulsions.  Manufactured  emulsions  of  asphalt  cement 
usually  contain  a  considerable  amount  of  water  and  for  this  reason  they  are 
often  dried  at  100°  C  (212°  F),  prior  to  making  certain  physical  and  chemical 
testa.  They  hold  an  intermediate  position  between  the  petroleum  dust 
layers  or  dust  palliatives  and  the  carpeting  mediums.  They  are  usually 
applied  in  dilute  solution,  but  after  the  water  evaporates  a  film  of  asphalt 
cement  is  left  over  the  road  surface  which  eventually  becomes  quite  water- 
proof and  refuses  to  again  emulsify.  Successive  and  frequent  applications 
of  such  emulsions  tend  to  produce  a  very  thin  bituminous  carpet  which 
seldom  requires  a  covering.  Emulsions  of  asphalt  cement  have  also  been 
used  in  the  construction  of  cold  mixed  bituminous  concrete  pavements. 
When  so  used  a  considerable  period  of  time  is  required  for  the  water  to 
evaporate  sufficiently  to  develop  the  necessary  consistency  of  bituminous 
cement  which  such  highways  demand.  As  a  result,  the  newly  constructed 
highway  must  be  closed  to  traffic  for  some  time  and  this  fact  has  greatly 
limited  their  use  in  this  direction.  The  characteristics  of  an  asphalt  cement 
emulsion  are  shown  in  the  following  analysis: 

Asphalt  Cement  Emulsion 

Specific  gravity  26°/26°  C  (77°/77°  F) 0 .  978 

Loss  in  air  24  hr 6.14% 

Additional  loss  at  105°  C  <221°  F),  5  hr 18 .62% 


emulsifying  asphalt  cement 75.24% 

100.00% 
Examination  of  dried  material 

at25°C 221 


Soluble  in  CS« 96.90% 

Organic  matter  insoluble 1 .90% 

Inorganic  matter  insoluble 1 .20% 

100.00% 
Insoluble  in  86°  B  naphtha 19.94% 


Fixed  carbon, 


10.20% 


The  characteristics  of  a  fluxed  native  asphalt  emulsion,  showing  the 
emulsifying  agents,  are  given  in  the  following  analysis: 

Fluxed  Native  Asphalt  Emulsion  (43b) 

Specific  gravity  25°/25°  C  (77°/77°  F) 1 .088% 

Loss  »t  105°  C  (221°  F),  6  hr,  20  g 52.54 

Penetration  of  residue  st  25°  C  (77°  F) v 195 

Additional  loss  st  168°  C  (826°  F),  5  hr 8.85  % 

Penetration  of  residue  a* 25*  P  (77°  F) ....... f 72 
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.ly  applied.     It  also  ii 


and  have  flat  b 


mtal  coils  ci 


less  danger  of  overheating 
and  thereby  injuring  the  as- 
phalt cement.  The  fire  heated 
tanks  have  a  rounded  bottom 
and  are  net  in  a  furnace  so  that 
the  bottom  is  protected  from 
direct  flame  by  a  firebrick  arch. 
They  may  be  either  cylindrical 
or  rectangular  in  shape.  They 
arc  most  commonly  used  in 
email  portable  paving  plants. 
The  steam  heated  kettles  axe 
used  in  the  larger  paving  plants 
and  at  refineries,  and  are  gen- 
erally constructed  of  sheet 
metal.  They  vary  in  size  but 
are  usually  rectangular  in  shape 
■h  tanks  heat  is  applied  by  means  of  gangs  of 


under  pre: 


The  coils  a 


in  the  bottom  of  the  tank  and  ei 
ber  of  perforated  pipes,  capped  a 

of  the  tank,  are  used  as  a  means  of  injecting  live  ateam  or  air  into  the  mass 
of  heated  material  and  thus  securing  thoro  agitation,  which  is  essential  for 
uniform  fluxing.  In  the  fire  healed  kettles  steam  and  air  are  also  used  as 
a  means  of  agitation,  altho  in  the  older  types  mechanical  agitators  of  the 
paddle-wheel  type  were  sometimes  used.  Fig.  11  shows  the  general  con- 
struction of  a  steam  heated  tank.  The  top  is  left  open  and  admits  of  easy 
filling,  while  a  pipe  operated  by  a  valve  and  located  at  one  end  near  the 
bottom  of  the  tank  serves  as  a  draw  off. 

The  Fluxing  Process  usually  consists  in  combining  a  refined  asphalt  with 
a  petroleum  residuum  or  Bui  in  such  proportions  as  to  produce  an  asphalt 
cement  of  any  desired  consistency.  The  refined  asphalt,  which  is  hard 
enough  to  handle  in  fragments,  is  first  placed  in  the  fluxing  tank  where  it  is 
melted  and  brought  to  a  temperature  of  about  163°  C  (325°  F)  by  means  of 
the  steam  coils.  If  the  tank  and  heating  system  have  been  properly  designed, 
this  temperature  should  be  secured  by  a  steam  pressure  of  25  or  30  lb. 
After  the  refined  asphalt  is  melted,  flux  which  has  previoualy  been  healed 
to  about  90°  C  (194"  F)  in  another  kettle  is  ran  into  the  tank,  the  contenta 
of  which  are  then  thoroly  agitated  until  of  absolutely  uniform  consistency. 
From  3  to  10  hr,  depending  upon  the  efficiency  of  the  agitation,  are  required 
"uly  flux  the  asphalt.  If  air  agitation  is  employed  reactions,  such  as 
the  blowing  process,  are  induced  to  some  extent  with  a  resultant 
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change  in  the  characteristics  of  the  asphalt  cement.  For  this  reason  steam 
agitation  is  often  used.  With  steam,  however,  considerable  care  must 
be  exercised  to  use  only  dry  steam  and  to  prevent  the  injection  of  any 
condensate,  within  the  pipe,  which  may  have  resulted  from  previous  uses. 
Steam  agitation  should  not,  of  course,  be  started  until  the  temperature 
of  the  charge  is  sufficiently  high  to  prevent  condensation,  or  otherwise 
serious  foaming  will  result.  In  any  event,  at  the  end  of  the  fluxing  process 
it  is  advisable  to  finish  the  agitation  with  air  injected  thru  the  pipes  which 
have  been  used  for  steam  in  order  to  prevent  condensation  within  the  pipes 
upon  cooling  and  a  resulting  inflow  of  asphalt  which  will  clog  the  perfora- 
tions. It  is  seldom  necessary  or  advisable  to  conduct  the  fluxing  process 
at  a  temperature  of  over  163°  C  (325°  F),  but  in  no  case  should  205°  C  (400° 
F)  be  exceeded.  The  flux  should  contain  but  little  material  which  is  vola- 
tile at  the  fluxing  temperature  as  it  is  difficult  to  control  the  consistency 
of  an  asphalt  cement  which  is  constantly  losing  appreciable  quantities  of  its 
lighter  hydrocarbons  by  volatilisation.  As  in  petroleum  refining,  the  con- 
sistency of  the  asphalt  cement  is  gaged  and  controlled  by  means  of  the 
penetration  test.  The  approximate  proportions  of  the  refined  asphalt  and 
flux  necessary  to  produce  an  asphalt  cement  of  desired  penetration  are  first 
experimentally  determined  by  laboratory  tests.  In  the  large  scale  fluxing 
operation  somewhat  less  than  the  calculated  amount  of  flux  is  first  used  and 
the  penetration  of  the  resulting  asphalt  cement  is  then  taken.  From  this 
penetration  the  additional  flux  required  may,  as  a  rule,  be  closely  estimated. 
It  has  been  found  tjiat,  under  average  conditions,  when  making  such  cor- 
rections, 1  lb  of  flux  per  100  lb  of  refined  asphalt  will  soften  a  product  of 
40  or  50  penetration  from  two  to  four-tenths  of  a  millimeter  penetration. 
Prolonged  agitation  and  heating  tend  to  harden  an  asphalt  cement  or  lower 
its  penetration.  At  a  paving  plant  where  large  batches  are  being  slowly 
drawn  from,  it  is  therefore  necessary  to  keep  close  watch  on  such  change 
in  consistency  and  to  add  more  flux  from  time  to  time  as  needed.  The 
physical  and  chemical  characteristics  of  an  asphalt  cement  produced  by 
fluxing  will  partake  of  the  nature  of  both  refined  asphalt  and  flux  to  some 
extent  alt  ho  it  resembles  most  closely  the  constituent  which  predominates. 
Some,  but  not  all  of  the  properties,  are  additive  and  may  be  foretold  from 
analyses  of  the  constituents  and  a  knowledge  of  the  proportions  in  which 
they  are  to  be  used.  Fluxes  which  are  suitable  for  one  asphalt  will  not 
always  produce  satisfactory  asphalt  cements  from  another  asphalt.  In 
general,  the  heavier  the  flux  the  more  is  required  to  produce  an  asphalt 
cement  of  given  penetration  from  a  given  refined  asphalt.  Light  fluxes 
prepared  from  a  given  petroleum,  as  a  rule,  produce  asphalt  cements  less 
susceptible  to  temperature  changes  than  do  the  heavier  fluxes  produced 
from  the  same  petroleum,  but  they  are  apt  to  be  more  volatile  at  elevated 
temperatures. 

Fluxed  Native  Asphalts.  The  refined  native  asphalts  almost  invariably 
have  to  be  fluxed  before  they  are  suitable  for  use  in  highway  engineering 
In  sheet  asphalt  construction,  the  preparation  of  asphalt  cements  from 
refined  native  asphalts  is  usually  undertaken  at  the  paving  plant.  Some 
of  the  asphalts  are,  however,  fluxed  by  the  producer  and  sold  as  asphalt 
cements  ready  for  use  in  other  types  of  construction.  For  the  sake  of 
comparison  the  characteristics  of  refined  Trinidad  Lake  asphalt  and  a 
Trinidad  asphalt  cement  prepared  with  a  heavy  asphaltic  flux  are  shown 
in  Table  XII.  As  compared  with  the  refined  asphalt  it  will  be  noted  that 
the  asphalt  cement  contains  the  higher  percentage  of  bitumen  and  lower 


656 


Bituminous  Materials 


Sect.  12 


Table  HI. — Refined  and  Fluxed  Trinidad  Lake  Asphalt 


Material 

Specific  gravity  25°/26°  C  (77°/77°  F) 

Flash  point I 

Penetration  at  25°  C  (77°  F) 

Loot  at  168°  C  (325°  F) 

Penetration  of  residue  at  25°  C  (77°  F) 

Soluble  in  CSi  (total  bitumen) 

Organic  matter  insoluble 

Inorganic  matter  insoluble  (ash) 

Bitumen  insoluble  in  86°  B  naphtha 

Bitumen  insoluble  in  CC1< 

Fixed  carbon 

Sulphur 

Paraffin  scale 


R.A.  (8) 
1.400 


10  % 


66.68% 

6.97% 

36.60% 

100.00% 

36.9  % 
0.0  %t 

10.8  % 
6.2  % 


A.C. 

1 

210 

205fl 

c+ 

(401° 

F+) 

60 

1. 

3  % 

33 

72.61% 

4.32% 

23.07% 

100.00% 


t  About  1 .3%  more  soluble  in  CCI4  than  in  CSi. 

percentage  of  mineral  matter.  This  is  due  to  the  fact  that  the  flux  is  almost 
pure  bitumen.  Where  the  composition  of  a  refined  native  asphalt  is  as  uni- 
form as  Trinidad  asphalt,  it  is  possible  to  determine  with  reasonable  accuracy 
from  the  characteristics  of  the  asphalt  cement  not  only  the  characteristics 
of  the  flux  which  has  been  used  but  also  the  percentage  of  flux.  This  is 
done  from  those  properties  which  are  usually  additive,  such  as  specific 
gravity,  solubility  in  carbon  disulphide  and  solubility  in  naphtha.  Accord- 
ing to  Forrest  (20c),  from  21  to  60  parts  of  commercial  flux  available  in 
1914  to  100  parts  of  refined  Trinidad  Lake  asphalt  are  required  to  produce 
an  asphalt  cement  of  50  penetration  at  25°  C  (77°  F).  From  the  analysis 
given  above  it  is  evident  that  about  60  parts  of  a  heavy  residual  flux  to  100 

Table  XIII. — Refined  and  Fluxed  Bermudez  Lake  Asphalt 


Material , 

Specific  gravity  26°/26°  C  (77°/77°) 

Flash  point 

Penetration  at  25°  C  (77°  F) 

Melting  point 

Loss  at  163°  C  (325°  F) 

Penetration  of  residue  at  26°  C  (77°  F) 

Soluble  in  CSs  (total  bitumen) 

Organic  matter  insoluble 

Inorganic  matter  insoluble  (ash) 

Bitumen  insoluble  in  86°  B  naphtha 

Bitumen  insoluble  in  CCU 

Fixed  carbon 

o-.i_i.„r 

"•  scale 


A.C. 
1.063 
180°  C 
(366°  F) 
69 

48°  C 
(118°  F) 

J"8  % 

36 

95.90% 
1.57% 
2.68% 

100.00% 
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parts  of  refined  asphalt  have  been  used  in  the  preparation  of  the  asphalt 
cement.  The  analyses  of  a  refined  Bermudes  Lake  asphalt  and  a  Bennudes 
Lake  asphalt  cement  are  shown  in  Table  XIII,  while  in  Table  XIV  a  Cuban 
asphalt  and  a  Cuban  asphalt  cement  are  given.  As  neither  refined  Bermudez 
or  Cuban  asphalts  are  of  as  uniform  composition  as  refined  Trinidad  asphalt, 
it  is  not  always  an  easy  matter  to  determine  from  an  examination  of  these 
asphalt  cements  the  characteristics  of  the  flux  and  the  amount  which  has 
been  used.  According  to  Forrest  (20c),  from  9  to  28  parts  of  the  fluxes 
commercially  available  in  1914  to  100  parts  of  refined  Bermudez  asphalt 
were  required  to  produce  an  asphalt  cement  of  50  penetration  at  25°  C 
(77°  F). 

Table  XIV. — Refined  and  Fluxed  Cuban  Asphalt 


Material 

Specific  gravity  25°/26°  C  (77°/77°  F) .  . 

Flash  point , 

Penetration  at  26°  C  (77°  F) 

Melting  point 

Limb  at  163°  C  (325°  F) 

Penetration  of  residue  at  25°  C  (77°  F) . 

Soluble  in  CSi  (total  bitumen) 

Organic  matter  insoluble 

Inorganic  matter  insoluble  (ash) „ 

■ 

Bitumen  insoluble  in  86°  B  naphtha 

Bitumen  insoluble  in  CCh 

Fixed  carbon 

Sulphur 


A.C. 
1.106 
206°  C  + 
(401°  F+) 
69 

63°  C 
(127°  F) 
40.7  % 

85.28% 

2.07$ 

12.66% 

100.00% 

26.70% 

0.12% 

18.70% 


t  About  1 .6&  more  soluble  in  CCU  than  in  CSi. 

Fluxed  Oil  Asphalts.  Refined  asphalts  produced  by  the  straight  dis- 
tillation of  petroleum,  are,  if  too  hard  for  a  given  use,  fluxed  to  asphalt 
cements  of  any  desired  penetration  by  use  of  a  petroleum  residuum  flux 
^as  in  the  case  of  refined  asphalts.  If  the  flux  has  been  prepared  from 
the  same  type  of  petroleum  and  shows  but  little  loss  by  the  volatilisation 
test  at  163°  C  (325°  F),  it  will  produce  an  asphalt  cement  from  the  refined 
asphalt  which  is  almost  identical  with  that  which  would  have  been  obtained 
by  straight  distillation  of  the  petroleum  to  the  same  consistency.  The  use 
of  different  types  of  fluxes  will  of  course  produce  from  the  same  refined 
asphalt,  asphalt  cements  of  somewhat  different  characteristics. 

Cot-Back  Asphalt  Cements  are  those  which  have  been  fluxed  with  a 
distillate.  The  distillate  may  be  a  light  volatile  fraction  or  a  heavy  non- 
volatile fraction.  The  former  is  more  generally  used,  as  the  common  reason 
for  employing  a  distillate  flux  is  to  temporarily  soften  or  liquefy  an  asphalt 
cement  which  has  the  proper  penetration  or  consistency  for  a  given  purpose 
but  which  for  one  reason  or  another  cannot  readily  be  used  in  its  original 
state  in  the  type  of  treatment  or  construction  selected.  Such  cut-back 
asphalt  cements  should,  after  use,  rapidly  lose  the  distillate  flux  by  vola- 
tilisation and  acquire  and  maintain  their  original  consistency.  Fluid  cut- 
back asphalt  cements  possess  certain  very  desirable  characteristics  for 
surface   treatment  as  compared  with  fluid  petroleum   rcsiduums.      They 
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are  sometimes  manufactured  for  use  with  cold  stone  in  the  preparation  of 
bituminous  concrete  consisting  of  a  coarse  aggregate.  In  under-surface 
work,  however,  the  distillate  flux  does  not  usually  volatilise  as  rapidly 
as  desirable.  Cut-back  asphalt  cements  may  usually  be  identified  by 
their  relatively  low  flash  point,  high  percentage  loss  by  volatilization  at 
163°  C  (325°  F)  and  lower  temperatures,  and  marked  hardening  of  the 
materia!..  Because  of  their  low  flash  point  they  should  be  carefully  heated 
before  use.  The  fluid  cut-back  asphalt  cements  prepared  with  a  heavy 
non-volatile  distillate  are  not  essentially  different  from  the  fluid  non- volatile 
petroleum  residuums.  They  usually  possess  or  develop  but  little  cementi- 
tiousness.  The  characteristics  of  two  cut-back  asphalt  cements  prepared 
with  volatile  distillate  fluxes,  the  one  fluid  and  the  other  very  viscous, 
are  given  in  Table  XV. 


Table  XV. — Cut-Back  Asphalt  Cements 


Specific  gravity  25°/26°  C  (77°/77°  F) 

Flash  point 

Burning  point 

Specific  viscosity  (Engler)  50  cu  cm,  25°  C  (77°  F) .  . 
Specific  viscosity  (Engler)  50  cu  cm,  100°  C  (212°  F) 

at  105°  C  (221°  F),  5  hr 

Float  test  on  residue  at  50°  C  (122°  F) 

at  163°  C  (325°  F),  5  hr 

Float  test  on  residue  at  50°  C  (122°  F) 

Penetration  of  residue  at  26°  C  (77°  F) 

Soluble  in  CSt  (total  bitumen) 

Organic  matter  insoluble 

Inorganic  matter  insoluble  (ash) 

Bitumen  insoluble  in  86°  B  naphtha 

Bitumen  insoluble  in  CCh 

Fixed  carbon 


(42b) 
0.949 
87°  C 
(99°  F) 
68°  C 
(154°  F) 
118 


16 

■  7  % 

32 

Bt?v 

27 

1  % 

100 

s^BC 

99.88% 

0 

.08% 
.04% 

0 

100.00% 

9.10% 
0.00% 
4.90% 


(42a) 

0.981 

149°  C 

(800°  F) 

194°  C 

(381°  F) 

29.5    " 

"'9:i% 

186 

99.68% 
a.  15% 
0.17% 


100.00% 

17.00% 
0.00% 
7.10% 


Cut-back  asphalt  cements  of  any  degree  of  fluidity  may  be  prepared  by 
adding  the  proper  amount  of  suitable  distillate.  When  gasoline  is  used 
as  a  cutting-back  medium  in  considerable  amount,  it  should  preferably 
be  a  heavy  gravity  gasoline  produced  from  an  asphaltic  petroleum  and 
consisting  mainly  of  polymethylene  hydrocarbons  which  are  much  bettei 
solvents  for  the  asphalt  cement  than  are  paraffin  gasolines.  The  paraffii 
gasolines  are  only  partial  solvents  and  their  use  may  result  in  the  precipi- 
tation of  the  solid  asphaltic  hydrocarbons,  thus  producing  a  material  whicl 
lacks  in  uniformity  and  in  which  the  ultimate  cementing  value  may  b< 
poor,  altho  the  original  asphalt  cement  was  of  good  character. 
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ROCK  ASPHALTS 

28.    Production  of  Rock  Asphalts 

The  Occurrence  of  Rock  Asphalts  has  been  covered  to  some  extent  undej 
native  asphalts,  and  statistics  of  their  production  and  importation  by  thi 
United  States  for  1910  to  1913  inclusive  are  given  in  tables  in  Art.   17 
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The  production  for  various  European  countries  is  included  in  the  figures 
for  all  semisolid  and  solid  native  bituminous  materials.  As  the  true  native 
asphalts  occur  to  only  a  limited  extent  in  Europe,  these  figures  mainly 
represent  bituminous  rock  or  rock  asphalt.  Italy  and  France  are  the 
two  largest  producing  countries  and  Germany  ranks  third.  Owing  to  the 
comparatively  small  amount  of  bitumen  which  they  contain  and  to  the 
high  cost  of  transportation  but  little  European  rock  asphalt  finds  its  way 
into  the  United  States,  altho  some  has  been  imported  for  use  in  the  paving 
industry,  and  was  employed  in  this  connection  as  early  as  1876  at  Wash- 
ington, D.  C.  Considerably  earlier  in  the  19th  century  rock  asphalts  were 
used  in  the  construction  of  sidewalks  and  pavements  in  the  European 
countries  but  its  success  in  this  connection  was  not  pronounced  until  1854. 
The  term  asphalte  is  commonly  applied  to  these  products  in  Europe 
but  not  in  the  United  States.  Rock  asphalt  usually  consists  of  limestone 
or  sandstone  impreganted  with  maltha  or  asphalt,  its  origin  and  formation 
being  similar  to  these  materials  except  that  as  mined  the  bitumen  consti- 
tutes only  a  relatively  small  percentage  of  the  product  obtained.  Those 
in  common  use  contain  from  6  to  14%  bitumen.  One  of  the  earliest  dis- 
covered and  operated  deposits  is  located  at  Val  de  Travers,  Neufchatel, 
Switzerland.  This  deposit  of  bituminous  limestone  was  worked  as  early 
as  1712.  In  France,  large  deposits  of  bituminous  limestone  occur  at  Seyssel, 
Autun,  Aumance,  Ain,  Gard,  Puy-du-Dome,  Levagny,  Mons  and  Haute- 
Savoie,  of  which  the  Seyssel  deposit  was  opened  about  1797.  In  Italy, 
bituminous  limestone  occurs  in  paying  quantities,  and  on  the  Island  of 
Sicily  at  Ragusa,  Syracuse,  Catania  and  Mazzarelli.  Both  bituminous 
limestone  and  bituminous  sandstone  occur  in  Germany,  the  principal  de- 
posits being  at  Lobsann  in  Alsace  and  at  Limmer  and  Vor  Wohle.  Other 
European  deposits  are  located  in  Spain  at  Maester;  in  Russia  at  Syzran, 
Samara  and  on  the  island  of  Tchelekin;  in  Greece  near  Marathonopolis, 
and  at  a  number  of  localities  in  Turkey.  Deposits  are  found  widely  dis- 
tributed over  the  United  States  and  Canada,  the  more  important  being 
located  in  the  States  of  Texas,  Oklahoma  and  Kentucky. 

Mining  Rock  Asphalts.  The  general  methods  of  mining  or  quarrying 
rock  asphalt  are  not  unlike  those  for  ordinary  rock  quarrying.  As  some 
rock  asphalts  become  adhesive  and  gummy  in  warm  weather,  making  it 
difficult  to  drill  holes  for  the  blasting  charge,  the  quarrying  may  be  car- 
ried on  in  underground  tunnels  except  in  cold  weather,  when  it, may  be 
blasted.  The  exact  method  of  mining  varies  somewhat  with  the  character 
of  the  rock  asphalt  as  some,  particularly  the  bituminous  sandstones,  are 
loose-grained  and  friable  and  almost  wholly  dependent  upon  the  bitumen 
to  hold  the  individual  mineral  particles  together,  while  others  are  hard 
and  dense,  the  rock  being  merely  saturated  with  bitumen. 

Preparation  of  Rock  Asphalt.  After  coming  from  the  quarry  the  rock 
asphalt  is  crushed  or  broken  into  small  lumps  which  may  either  be  shipped 
as  such  or  else  further  reduced.  It  is  usually  crushed  between  toothed  or 
grooved  steel  cylinders  known  as  roll  crushers  but  sometimes  by  centrifu- 
gally  operated  flail  or  hammer  crushers.  In  order  to  obtain  a  product 
suitable  for  direct  use  in  highway  work  it  is  sometimes  necessary  to  com- 
bine two  or  more  grades  of  rock  asphalt  containing  different  percentages 
of  bitumen.  By  this  means  the  proper  percentage  of  bitumen  for  the 
particular  character  of  aggregate  may  be  secured.  The  blending  or  mixing 
is  often  carried  on  in  a  large  revolving  mixing  cylinder  or  kettle  in  which 
the  rock  is  heated  to  a  temperature  of  about  100°  or  125°  C  (2.1°°  — 
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257°  F.)  Sometimes  a  rock  asphalt  is  enriched  by  the  addition  of  asphalt 
and,  if  the  natural  bitumen  is  harder  than  desirable,  a  petroleum  reeiduua 
or  flux  is  used  to  soften  it  to  suitable  consistency. 

Transportation  of  Rock  Asphalt.  The  harder  grades  of  rock  asphalt  maj 
be  most  conveniently  shipped  in  the  lump  form,  in  which  case,  however, 
they  usually  have  to  be  crushed  or  prepared  for  use  upon  arrival  at  theu 
destination.  They  are  commonly  transported  by  rail  or  as  ballast  in 
vessels.  It  is  seldom  economy,  however,  to  ship  them  long  distances. 
If  shipped  in  pulverized  or  prepared  form  the  mass  of  originally  loose  par- 
ticles is  apt  to  congeal  and  compress  under  its  own  weight  so  that  in  unload- 
ing it  has  to  be  handled  with  pick  and  mattox  and  afterwards  warmed 
before  it  may  be  separated  to  its  original  prepared  condition.  Upon  long 
storage  it  almost  invariably  congeals  to  a  solid  mass.  The  crushed  bitu- 
minous sandstones  are  usually  easier  to  handle  than  the  limestones,  owing 
to  their  coarser  texture. 

24.    Characteristics  of  Rock  Asphalts 

Bituminous  Limestones  are  more' or  less  pure  limestones  or  calcium  car- 
bonate impregnated  with  bitumen.  They  may  be  of  a  semicrystalline, 
conglomerate  or  chalky  nature,  and  contain  varying  percentages  of  sand 
and  other  mineral  substances.  The  purer  carbonate  rocks  crush  down  to 
a  fine  powder,  each  particle  of  which  appears  to  be  impregnated  with  bitu- 
men. This  powder  is  often  of  a  brownish  color  and  appears  dry,  altho 
it  may  contain  as  high  as  15  or  16%  bitumen.  Under  compression,  axtd 
especially  at  an  elevated  temperature,  the  better  grades  congeal  to  form 
a  dense  tough  mastic  composed  of  very  fine  mineral  particles  cemented 
together  with  the  bituminous  cement.  The  bitumen  may  vary  in  con- 
sistency from  a  soft  maltha  to  a  hard  brittle  asphalt.  It  is,  however,  a 
difficult  matter  to  recover  the  bitumen  so  as  to  positively  identify  its  original 
consistency.  This  is  due  to  an  almost  unavoidable  hardening  which  it 
undergoes  during  the  laboratory  extraction  and  recovery  process.  The 
percentage  of  bitumen  varies  widely  but  in  the  better  grades  of  commercial 
products  is  seldom  less  than  7  or  8%.  Analyses  showing  the  percentage  of 
various  constituents  present  in  typical  European  bituminous  limestones  as 
given  by  Howard  (22)  are  shown  in  Table  XVI.  It  should  be  remembered, 
however,  that  the  percentage  of  bitumen  present  in  rock  from  different 
parts  of  the  same  deposit  often  varies  considerably. 

Table  XVI. — Analyses  of  European  Bituminous  Limestones 


France 

Italy 

Sicily 

Constituents 

Seyssel 

Mons 

St. 
Volentino 

Cesi 

Ragusa 

Bitumen 

8.15 
91.30 
0.10 
0.10 
0.15 

0.20 

10.20 
84.63 

5.17 

8.83 
80.00 

11.17 

7.15 
73.76 

14.34 

8.02 
1.78 

8  ."92 

Calcium  carbonate 

Magnesium  carbonate. . . . 
Sand  or  insol.  in  HC1 .... 

Sulphur 

88.21 
0.96 
0.60 
0.91 

Undetermined 

0  40 

100.00 

100.00 

100.00 

100.00 

1O0.00 
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Constituents 

Germany 

Switzer- 
land 

Russia 

Limmer 

Lobsann 

Vor  Wohle 

Valde 
Travers 

Syzran 

14.80 
67.00 
17.52 

1.18 

12.82 
71.48 
0.31 
3.15 
5.91 
5.18 
1.70 

8.60 

80.04 

0.55 

4.77 

4.08 
2.11 

10.15 

88.40 

0.30 

0.45 

0.25 

0.46 

30.50 

Magnesium  carbonate. . . . 

Sand  or  insoL  in  HC1 

Alumina  and  iron 

66.28 
8.27 

m    •    •    •    ^  • 

100.00 

100.00 

100.00 

100.00 

100.00 

An  analysis,  as  made  by  the  U.  S.  O.  P.  R.f  of  a  typical  specimen  of  an 
important  American  bituminous  limestone  deposit  occurring  in  Uvalde 
County,  Texas,  is  given  below.  This  product  is  a  shell  limestone  or  con- 
glomerate impregnated  with  a  hard  asphalt  as  shown  by  the  characteristics 
of  the  recovered  bitumen.  In  this  material,  which  after  preparation  has 
been  used  quite  extensively  in  highway  construction,  accumulations  of  almost 
pure  bitumen  are  frequently  found  in  the  small  shell  pockets  of  the  conglo- 
merate. 

Analysis  of  Texas  Bituminous  Limestone 

Specific  gravity 2.173 

Soluble  in  CSi  (total  bitumen) 18 .10% 

Insoluble  matter 86.90% 

100.00% 
Examination  of  recovered  bitumen: 

8pedfie  gravity  25°/26°  C  (77°/77°  F) 1.091 

Penetration  at  25°  C  (77°  F) 10 

Melting  point 86°  C  (187°  F) 

Bitumen  insoluble  in  86°  B  naphtha 49 .25% 

Fixed  carbon 16.51% 

Aah 0.48% 

Bituminous  Sandstones  are  usually  of  much  coarser  texture  than  bitu- 
minous limestones  and,  while  the  bitumen  permeates  the  natural  rock,  it 
appears  rather  to  coat  the  mineral  particles  than  to  impregnate  them. 
In  their  preparation  for  use  the  sand  grains  are  not  necessarily  crushed 
to  produce  a  mastic  with  the  bitumen,  but  may  be  merely  broken  down 
or  partly  separated.  A  prepared  bituminous  sandstone  may  therefore  have 
the  general  appearance  of  a  sheet  asphalt  paving  mixture  altho  the  mineral 
particles  seldom  show  the  grading  considered  most  desirable  for  sheet 
asphalt  work.  The  percentage  of  various  constituents  of  a  Spanish  rock 
asphalt  as  given  by  Howard  (22)  is  shown  in  the  following  analysis: 

Analysis  of  Maester  Bituminous  Sandstone 

Bitumen 8. 80% 

Sand 68.75% 

Caletam  carbonate 9.16% 

Magnesium  carbonate 8.10% 

Alumina  and  iron 4 .35% 

Undetermined 0.85% 

Total 100.00% 
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The  analysis  of  a  typical  American  bituminous  sandstone  prepared  from 
material  obtained  from  an  extensive  deposit  in  Kentucky  is  given  below. 
The  bitumen  recovered  from  this  product  was  found  to  be  a  viscous  sticky 
maltha  which  hardened  to  semisolid  consistency  under  the  volatilisation 
test.  The  characteristics  of  the  recovered  bitumen  as  well  as  the  mechan- 
ical analysis  of  the  mineral  matter  is  given.  The  percentage  of  bitumen 
in  different  parts  of  the  same  deposit  varies  considerably,  and  this  is  generally 
true  of  all  large  deposits. 

Analysis  of  Kentucky  Bituminous  Sandstone 

Soluble  in  CSa  (total  bitumen) 6.73% 

Mineral  matter  insoluble 93 .27% 


100.00% 
Examination  of  recovered  bitumen: 

Specific  gravity  26°/25°  C  (77°/77°  P) 1.027 

Loss  at  163°  C  (325°  F),  5  hr,  20  g 6-41% 

Bitumen  insoluble  in  86°  B  naphtha 17.90% 

Fixed  carbon 10 .80% 

Ash 1.76% 

Examination  of  recovered  aggregate: 

Passing  200-mesb  sieve 3-5% 

Passing  100-mesh  sieve 4.5*^- 

Passing    80-mesh  sieve 4.6' 

Passing    50-mesh  sieve 85 .0* 

Passing    30-mesh  sieve 48 

Passing    20-mesh  sieve 6.5' 

Passing    10-mesh  sieve 8.0^ 

Retained  on  10-mesh  sieve 1.0% 

100.0% 

CRUDE  TARS 

25.    Formation  of  Tars 

Sources  of  Tar.  The  term  tar  has  been  applied  to  many  black  viscous 
materials  consisting  mainly  of  hydrocarbons  and  their  derivatives,  whether 
produced  by  destructive  distillation  or  not.  Thus  viscous  residues  pro- 
duced by  the  preliminary  fractional  distillation  of  petroleums,  which  resi- 
dues are  later  distilled  to  coke  in  a  separate  still,  are  sometimes  known 
as  tar  to  the  petroleum  refiner.  As  generally  accepted,  however,  the  term 
is  confined  to  bituminous  distillates  produced  by  the  destructive  distilla- 
tion of  almost  any  organic  material  providing  that,  upon  being  themselves 
subjected  to  fractional  distillation,  these  distillates  will  yield  semisolid 
or  solid  residues  known  as  pitches.  Tars  thus  differ  materially  from  bitu- 
minous distillates  produced  by  fractional  distillation,  as  the  latter  cannot 
again  be  fractionally  distilled  so  as  to  produce  semisolid  or  solid  residues. 
The  sources  of  tar  which  are  of  particular  interest  in  highway  engineering 
are  bituminous  coal  and  petroleums.  Both  are  largely  used  in  the  manu- 
facture of  illuminating  gas  and  the  former  is  also  consumed  in  immense  quan- 
tities in  the  manufacture  of  coke.  Both  gas  and  coke  are  produced  by  the 
destructive  distillation  of  these  substances  and  the  tar  is  obtained  as  a 
by-product.  Other  substances  of  a  non-bituminous  nature  usually  accom- 
pany the  formation  of  tar  and  often  occur  as  impurities  in  the  crude  tar. 
As  in  the  case  of  other  crude  bituminous  materials  the  impurities  are  more 
or  less  completely  removed  by  refining  processes. 

>ation  of  Tar  Hydrocarbons  from  Coal.    The  high  temperatures  in- 
*n  destructive  distillation  are  particularly  favorable  to  the  forma* 
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tion  of  liquid  and  solid  hydrocarbons  belonging  to  the  unsaturated  cyclic 
and  polycyclic  series.  The  proportion  and,  to  a  considerable  extent,  the 
character  of  such  hydrocarbons  produced  from  coal  vary  with  the  character 
of  the  coal  distilled  and  the  particular  conditions  of  time,  temperature  and 
pressure  which  attend  the  process.  In  general,  however,  hydrocarbons  of 
the  benzene,  CnH2a— 6,  naphthalene,  CnH2n-2i,  and  anthracene,  CnH2n-i8 
series  predominate,  altho  members  of  many  of  the  other  unsaturated  open 
chain  and  cyclic  series  are  also  found  in  varying  proportions.  Coals  them- 
selves are  complex  mixtures  of  hydrocarbons,  the  molecular  composition 
of  which  is  little  understood.  It  is,  however,  definitely  known  that  coal 
tar  is  not  a  simple  mixture  of  the  volatile  constituents  of  the  coal,  but 
that  it  is  the  product  of  complex  chemical  reactions  that  take  place  during 
the  process  of  carbonization  or  destructive  distillation.  The  probable 
character  of  the  reactions  involved  are  more  or  less  speculative,  but  it  is 
reasonable  to  suppose  that,  at  the  very  high  temperatures  employed  the 
volatile  hydrocarbons  of  the  coal  dissociate  into  radicals  such  as  CH3 — , 
CHs  =  and  CH  ==.  If  nascent  or  atomic  carbon,  C  =,  and  hydrogen  H — , 
are  also  split  off,  as  seems  probable,  the  formation  of  almost  any  of  the 
hydrocarbons  actually  present  in  tars  may  be  readily  explained.  The 
primary  hydrocarbons  formed  contain  one  or  two  carbon  atoms  to  the 
molecule  and  therefore  consist  of  methane,  CH<,  ethylene,  CtH4,  and 
acetylene,  CtHs,  first  members  of  their  respective  series.  Under  suitable 
conditions  these  hydrocarbons  react,  break  down  or  polymerize  during  the 
distillation  process  to  form  members  of  other,  and  often  more  complicated, 
series  of  hydrocarbons.  The  general  nature  of  the  initial  reactions,  many 
of  which  are  reversible,  may  be  shown  as  follows: 

2CH<  «  C«He  +  Hi 
or         2CH4  -  C»Ht  +  3Ht 

CiH«  -  C2H4  +  H* 
or        2CtH«  «  C»H»  +  2CH4  +  2Ht 

C1H4  ^  CtH>  +  H, 

or        2CiH4  -  CaHt  +  CtHe 

It  will  be  seen  that  there  is  a  general  tendency  to  form  acetylene  which 
readily  polymerizes  to  form  the  volatile  liquid  benzene,  which  may  be 
graphically  shown  as  follows:  r 

CH  CH 

///  S  \ 

HC      CH  HC        CH 

3CH,  or  HI       -  I  || 

HC      CH  HC        CH 

\\\  s  / 

CH  CH 

■ 

The  formation  of  naphthalene  and  anthracene  thru  the  reaction  of  !>e.uc«::e 
and  acetylene  are  given  in  the  following  equations: 

CfHe  +  2CtHt  =  CioHa   (naphthalene)  +  Hi 
2C«H«  +    CsHt  =  CuHio   (anthracene)   +  2Hs 

These  reactions  explain  why  tars  produced  by  the  destructive  distillation 
of  entirely  different  original  substances,  such  as  coal  and  petroleum,  may 
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be  and  often  are  similar  in  chemical  and  physical  properties.  Whatever 
the  exact  nature  of  these  reactions  may  be,  it  is  certain  that  at  very  high 
temperatures  an  ultimate  decomposition  of  the  vaporized  hydrocarbons 
takes  place  with  the  formation  of  free  carbon  and  free  hydrogen.  While 
the  resulting  hydrogen  is  found  in  the  permanent  gases,  a  large  proportion 
of  the  carbon  is  deposited  in  the  tar  as  an  inert  impurity.     At  lower  tern- 
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peratures  ultimate  decomposition  of  the  vaporised  hydrocarbons  becomes 
less,  so  that  tars  produced  at  relatively  low  temperatures  contain  less  free 
carbon  than  those  produced  at  the  higher  temperatures.     If  the  substance 
originally  subjected  to  destructive  distillation  contains  oxygen,  sulphur  or 
nitrogen,  these  elements  are  usually  found  in  the  tar  as  oxygen,  sulphur 
or  nitrogen  derivatives  of  some  of  the  tar  hydrocarbons.     Practically  all 
bituminous  coal  contains  oxygen  and  some  of  this  oxygen  during  destruc- 
tive distillation  combines  to  form  phenols  and  cresols  which  appear  in  the  tax. 
Manufacture  of  Coal  Tar.    The  general  principles  of  coal  tar  manufac- 
ture are  the  same  whether  conducted  in  a  gas-house  with  horizontal,  inclined 
or  vertical  retort,  or  in  a  by-product  coke-oven.     While  the  details  of 
plant  apparatus  and  operation  vary  somewhat,  and  therefore  the  character 
of  the  resulting  tar,  the  general  plan  of  operation  may  be  illustrated  by  the 
gas-house  process  with  horizontal  retort.     A  diagram  of  the  principal  parts 
of  such  a  gas-house  plant  is  shown  in  Fig.  12.      In  the  manufacture  of 
illuminating  gas,  bituminous  coal  is  first  placed  in  horizontally  set  semi- 
oval  fire-clay  retorts  about  8  ft  long,  15  in  high,  and  18  in  wide  at   the 
bottom.     A  battery  of  six  or  eight  of  these  retorts  set  together  in  a  brick 
furnace  constitutes  a  bench,   and  a  number  of  benches  built  together  is 
called  a  slack.     The  retorts  are  charged  from  one  end  and  after  charging 
all  openings  are  closed  with  the  exception  of  a  vertical  stand-pipe  extend- 
ing upwards  from  the  front  and  connecting  by  a  bridge  with  a  vertical 
dip   pipe.     The  dip   pipes   from  all  of   the  retorts   in   a   stack   connect 
with  a  long  covered  trough  running  the  ontiro  length  of  the  stack  and 
known  as  the  hydraulic  main.     The  hydraulic  main  is  partly  filled  with 
water  which  serves  as  a  seal  for  the  outlet  of  each  dip  pipe.     Upon  heating 
the  retorts,  which  have  been  partly  filled  with  coal,  volatile  hydrocarbons 
are  produced  and  these  hydrocarbons  in  the  gaseous  state  react  within  the 
retort  to  form  the  types  of  products  treated  of  in  the  preceding  paragraph. 
As  the  gases  are  evolved  they  pass  thru  the  standpipe,  bridge  and  dip 
pipe  into  the  hydraulic  main  where  a  considerable  proportion  of  the  lique- 
fiable  hydrocarbons  condense  under  water.     As  the  tar  collects  it  is  drawn 
various  ingenious  devices  upon  reaching  a  certain  height  in  the 
-*.  main.     The  gas  from  the  hydraulic  main  passes  thru  a  pipe  to 
enser  which  usually  consists  of  a  series  of  vertical  cast-iron  pipes 
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connected  at  the  top  and  opening  at  the  bottom  into  an  iron  box,  which 
b  divided  by  transverse  partitions  extending  nearly  to  the  bottom  and 
dipping  into  water  or  former  condensates,  so  that  the  gas  is  forced  to  pass 
thru  all  of  the  pipes.  The  condenser  is  cooled  either  by  air  or  water  so  that 
the  gas  is  slowly  brought  to  a  temperature  of  50°  C  (122°  F).  More  of  the 
liquefiable  hydrocarbons  condense  here.  The  gas  is  drawn  thru  the  con- 
denser and  forced  thru  the  remainder  of  the  purifying  apparatus  by  means 
of  a  mechanical  device  called  the  exhauster,  which  serves  to  prevent  back 
pressure  upon  the  retort.  From  the  exhauster,  the  gas  passes  thru  a  tar 
extractor  or  scrubber,  consisting  of  a  tower  fitted  with  numerous  perfor- 
ated horisontal  plates  or  other  device,  where  the  last  traces  of  tar  vapor  are 
condensed  and  removed  by  friction.  From  this  point  on  the  process  of 
gas  manufacture  ceases  to  be  of  interest  so  far  as  the  production  of  tar 
is  concerned.  The  finished  gas  consists  of  a  mixture  of  hydrogen  and  in- 
condensable hydrocarbons  such  as  methane,  while  coke  or  relatively  pure 
carbon  and  any  mineral  matter  present  in  the  original  coal  remains  in  the 
retort.  Approximately  60%  of  all  the  tar  produced  condenses  in  the 
hydraulic  main,  15%  in  the  condenser,  and  25%  in  the  scrubber.  As  would 
naturally  be  expected,  the  heavier  and  more  viscous  liquid  hydrocarbons  con- 
dense first  in  the  hydraulic  main,  and  the  lighter  and  more  fluid  products 
in  the  scrubber.  As  the  tar  is  drawn  off  from  the  various  parts  of  the 
plant,  however,  it  is  usually  run  into  a  common  well  or  storage  tank  where 
it  is  allowed  to  settle  for  some  time  in  order  to  separate  it  as  completely 
as  possible  from  water  and  other  impurities.  The  character  of  the  tar 
itself  is  largely  influenced  by  the  temperature  employed  in  the  destructive 
distillation  of  the  coal,  which  lies  between  850°  and  1540°  C  (1562°  and 
2804°  F).  Up  to  970°  C  (1778°  F)  is  commonly  considered  low  temper- 
ature, from  970°'to  1100°  C  (1778°  to  2012°  F)  medium  temperature,  and 
above  1100°  C  (2012°  F)  high  temperature.  The  yield  of  tar  per  ton  of 
coal  varies  greatly,  but  in  American  practice  averages  from  ll/%  to  10^  gal. 
In  general,  the  higher  the  temperature  of  destructive  distillation  the  greater 
the  yield.  As  the  temperature  of  distillation  increases,  the  percentage  of 
free  carbon  in  the  tar  increases  and  also  the  percentage  of  hydrogen  in  the 
gas.  This  is  due  to  the  more  complete  decomposition  of  the  hydrocar- 
bons at  high  temperature.  The  viscosity  of  the  tar  also  increases  with  the 
temperature  of  distillation.  The  effect  of  temperature  and  other  conditions 
is  further  considered  under  the  various  classes  of  tar  in  Art.  27. 

Formation  of  Tar  Hydrocarbons  from  Petroleum.  From  the  preceding 
paragraph  it  is  evident  that  the  formation  of  the  hydrocarbons  occurs  under 
entirely  different  conditions  of  temperature,  pressure  and  time  than  the 
formation  of  petroleum  hydrocarbons.  Thus  tars  are  produced  rapidly  at 
high  temperatures  and  low  pressures,  while,  as  shown  in  Art.  13,  petro- 
leums are  formed  very  slowly  at  low  temperatures  and  high  pressures. 
If,  however,  petroleums  or  petroleum  products  are  themselves  subjected 
to  high  temperatures  and  low  pressures,  the  hydrocarbons  crack  or  disso- 
ciate in  much  the  same  way  as  the  coal  hydrocarbons,  with  the  formation 
of  ultimate  products  quite  similar  and  in  many  respects  identical  with  the 
products  of  the  destructive  distillation  of  coal. 

Manufacture  of  Water-Gas  Tar.  Water-gas  tar  is  a  by-product  inci- 
dentally manufactured  during  the  process  of  carburetting  water-gas  by 
means  of  destructively  distilling  or  cracking  at  high  temperatures  certain 
classes  of  petroleum  or  petroleum  products  known  as  gas  oils.  The  straight 
water-gas  is  produced  by  the  reaction  between  steam  and  incandescent  car- 
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bonaceous  material,  such  as  coke  or  anthracite  coal,  without  the  production 
of  hydrocarbons.  This  reaction  is  commonly  written  C  +  H  jO  =  CO  +  H* 
As  no  hydrocarbons  are  formed  in  this  process  there  can  be  no  formation  of 
tar.  The  straight  water-gas,  which  consists  of  a  mixture  of  carbon  monoxide 
and  hydrogen,  burns  with  a  non-luminous  flame  and,  in  order  to  make  it  a 

true  illuminating  gas,  it  is*  necessary  to 
enrich  it  by  the  introduction  of  gaseous 
hydrocarbons.  This  is  usually  accom- 
plished with  one  of  the  distillates  of 
petroleum  known  as  gas  oil  which  is 
cracked  in  contact  with  the  water-gas 
by  what  is  known  as  the  carburetting 
process.  The  gas  oil  is  thus  converted 
into  permanent  gaseous  hydrocarbons 
and  liquefiable  hydrocarbons  which  ul- 
timately condense  to  produce  tar.  The 
origin  of  water-gas  tar  is  therefore  pe- 
troleum. A  diagram  of  the  principal 
parts  of  a  carburetted  water-gas  plant 
is  shown  in  Fig.  13.  In  the  process 
of  water-gas  manufacture  the  coke 
or   anthracite   coal  is  first   heated   to 

<»....^i.-^.a«»j.s*     M    .  redness   in    a   large    cylindrical   metal 
Pig.  18.    C»b«««*I  Wf-G.,  Ptaat  chamber    ^^    ^    £nerator.        Air 

is  then  admitted  to  the  generator  thru 
a  blast  pipe  and  passes  thru  the  incandescent  fuel  with  which  it 
reacts  to  form  producer  gas.  The  hot  producer  gas  passes  out  of  the 
generator  into  the  top  of  a  second  cylindrical  chamber  called  the  car- 
burettor where  it  meets  a  blast  of  air  from  another  pipe  connected  with 
the  source  of  air  supply.  Here  it  is  partly  oxidised  and  the  resulting 
heat  of  combustion  raises  the  temperature  of  the  checkerwork  of  brick 
which  fills  the  carburettor.  The  unconsumed  gas  and  products  of  com- 
bustion then  pass  from  the  bottom  of  the  carburettor  into  the  bottom 
of  a  third  and  taller  cylindrical  chamber  called  the  superheater  which 
is  also  filled  with  a  checkerwork  of  brick.  Here  the  unconsumed  gases 
are  entirely  oxidized  by  air  admitted  thru  another  blast  pipe.  The  prod- 
ucts of  combustion  then  escape  thru  a  stack  valve  at  the  top  of  the  super- 
heater. This  process  is  only  preliminary  to  the  actual  manufacture  of 
water-gas  and  is  continued  just  long  enough  to  bring  the  fuel  in  the  gen- 
erator to  a  bright  red  heat  and  the  brick  checkerwork  in  the  carburettor 
and  superheater  to  proper  temperature  to  cause  cracking  of  the  petro- 
leum hydrocarbons  later  introduced.  When  this  is  accomplished,  steam 
is  admitted  to  the  generator  thru  a  small  pipe,  all  of  the  air  blasts  are 
shut  off  and  the  stack  valve  on  the  superheater  closed.  Plain  water- 
gas  is  formed  in  the  generator  by  the  action  of  the  steam  upon  the  incan- 
descent fuel  and  passes  into  the  carburettor,  where  it  meets  a  spray  of  gas 
oil  introduced  thru  a  pipe  at  the  top.  The  oil  is  here  gasified  and  carried 
by  the  water-gas  into  the  superheater,  where  it  is  cracked  or  broken  up 
into  permanent  hydrocarbon  gases  by  the  high  temperature  of  the  brick- 
work and  also  into  heavier  hydrocarbons  which  later  condense  as  tarry 
nrnducts  during  the  process  of  gas  purification.  The  carburetted  water- 
**■  thru  a  pipe  near  the  top  of  the  superheater  to  condensers  and 
similar  to  those  described  under  the  manufacture  of  coal  tab. 
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Here  the  tar  is  deposited  and  is  afterwards  run  into  storage  tanks.  The 
character  of  the  tar  is  considerably  influenced  by  the  character  of  oil  which 
is  used,  and  as  in  the  case  of  coal  tar,  by  the  temperature  at  which  it  is 
produced.  The  yield  of  tar  varies  from  2  to  18%  by  volume  of  the  oil 
used  for  carburetting.  For  the  ordinary  petroleum  distillate  gas  oils  it 
will  average  about  10%.  While  the  average  temperature  of  cracking  or 
distillation  of  carburetted  water-gas  manufacture  is  higher  than  for  coal- 
gas  manufacture,  the  maximum  temperature  is  lower  and  for  this  reason, 
as  well  as  the  fact  that  cracking  is  produced  in  an  atmosphere  rich  in  hydro- 
gen, the  water-gas  contains  a  lower  percentage  of  free  carbon  than  coal 
tar.  A  greater  proportion  of  light  condensable  hydrocarbons  is  also  pro- 
duced so  that  the  crude  water-gas  tar  is  much  more  fluid  than  crude  coal  tar. 

26.    Production  of  Tars 

Production  of  Tar  in  the  United  States.  Statistics  relative  to  the  pro- 
duction of  tar  in  the  United  States  are  neither  as  complete  nor  available 
as  those  for  the  production  of  petroleum.  The  production  is  so  widely 
distributed  and  there  are  so  many  small  plants  which  do  not  keep  an  accu- 
rate record  of  their  tar  manufacture  that  reliable  information  is  difficult  to 
secure.  In  the  early  days  of  gas  manufacture,  tar  was  considered  as  a 
waste  product  and  proved  to  be  a  source  of  nuisance  not  only  to  the  manu- 
facturer but  to  the  public,  as  it  was  often  rim  into  rivers  and  streams, 
causing  pollution  of  the  water.  Later  it  was  discovered  that  many  valu- 
able products  could  be  obtained  by  its  fractional  distillation  and  chemical 
treatment.  From  a  waste*  product  it  therefore  gradually  became  a  valu- 
able by-product  and  is  now  accumulated  and  sold  by  most  gas  manufac- 
turers who  do  not  use  it  as  fuel  in  their  manufacturing  processes.  Statistics 
of  the  production  of  tar  were  first  compiled  by  the  United  States  Govern- 
ment in  1898,  and  since  then  reports  on  the  subject  have  been  issued  a/ 
irregular  intervals.  In  these  reports  coal  tars  are  divided  into  two  groups 
those  produced  at  gas  works  and  those  produced  at  by-product  coke-oveu 
plants.  The  tars  produced  and  sold  at  water-gas  and  oil-gas  works  are 
considered  collectively.  The  production  of  these  tars  from  1904  to  1913 
for  the  years  recorded  is  given  in  Table  XVII. 


Table  XVII. — Production  and  Sale  of  Tar  in  the  United  States,  1904-1913, 

in  Gallons 


Year    . 

Coal  Tab 

Water- 
Gas  and 
Oil-Gas 
Tar 

Total 

Gas-House 

Coke-Oven 

Total 

1904 

41  726  970 
43  642  189 
49  681  966 
68  641220 
40  489  866 

27  771  116 
86  379  864 
63  995  795 
42  720  609 
94  306  688 
115  145  026 

69  498  085 

80  022  043 

103  677  760 

101  261  829 

134  796  438 

1906 

1967 

9  168  834 
33  930  273 

1908 

110  430  663 

1912 

168  726  711 

1913     

A  comparison  of  the  production  for  1908  and  1912  is  particularly  instruc- 
tive as  showing  the  general  trend  of  development.  From  these  figures  it 
will  be  noted  that  in  1908  gas  plants  were  the  most  important  source  of 
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supply  of  coal  tar,  while  in  1912  the  production  from  this  source  had  notably 
decreased.     This  was  in  large  measure  due  to  the  increasing  use  of  car- 
buretted  water-gas  and  the  introduction  of  carburetted  water-gas  manu- 
facture at  many  plants  where  coal-gas  was  still  produced.    A  very  great 
increase  in  the  production  of  water-gas  tar  for  this  period  is  shown,   as 
water-gas  tar  constituted  by  far  the  largest  proportion  of  tar  produced  from 
petroleum  or  oil.     It  is  seen  that  the  production  of  water-gas  tar  for  1912 
closely  approached  that  of  gas-house  coal  tar,  while  in  1908  it  was  of  rather 
minor  importance.     The  most  remarkable  development  is  however  shown 
by  by-product  coke-oven  tar,  the  production  of  which  was  increased  by 
over  50  000  000  gal.     A  continued  marked  increase  is  shown   for   1913. 
Coke-oven  tars  are  in  general  admirably  adapted  to  the  manufacture  of 
road  and  paving  materials.     Their  production  in  the  United  States  dates 
only  from  1893,  when  twelve  by-product  coke-ovens  were  constructed  at 
Syracuse,  N.  Y.     By  the  end  of  1912  over  5000  by-product  coke-ovens 
were  in  operation,  and  the  future  production  of  tar  from  this  source  prom- 
ises to  become  of  even  greater  relative  importance.     Immense  quantities 
of  coke  have  been  and  are  being  coked  in  the  old  beehive  type  of  oven, 
in  which  no  attempt  is  made  to  recover  any  portion  of  the  coal  which  is 
volatilized  during  destructive  distillation.     In  beehive  coke-oven  practice, 
all  tar  hydrocarbons  which  are  formed  are  wastefully  burned  at  the  outlet 
of  the  oven.     Some  idea  of  the  tremendous  loss  in  tar  production  by  this 
process  may  be  obtained  by  the  relative  amount  of  coal  coked  and  tar 
produced  therefrom  in  the  by-product  coke-ovens.     In  1913  the  by-product 
ovens  produced  115  145  025  gal  of  tar  from  17  089  700  tons  of  coal.     During 
the  same  year  52  150  400  tons  of  coal  were  coked  in  beehive  ovens  without 
recovery  of  tar.     Upon  the  same  basis  of  yield  as  for  the  by-product  coke 
ovens,  this  represents  a  loss  of  nearly  350  000  000  gal  of  tar  or  over  twice 
the  total  production  of  all  classes  of  tar  for  the  preceding  year.     The  encour- 
aging advance  of  by-product  coke-oven  practice  over  that  of  the  beehive 
oven  is  shown  by  the  fact  that  in  1908  of  the  total  coke  produced  that 
from  by-product  ovens  amounted  to  about  16%,  while  in  1912  it  exceeded 
27%.     A  corresponding  decrease  in  percentage  of  total  coke  production 
from  beehive  ovens  occurred  during  that  year.     In  regard  to  the  actual 
total  production  of  all  types  of  tar  in  the  United  States,  it  is  of  interest 
to  note  that  the  gallonage  for  1912  amounted  to  less  than  2%  of  the  total 
production  of  petroleum  in  the  United  States  for  that  year. 

Production  of  Tars  in  European  Countries.  The  tar  industry  did  not 
assume  any  considerable  proportions  until  a  number  of  years  after  the  m 
erection  of  the  first  coal-gas  works  in  England  in  1798.  The  first  public 
gas  works  made  their  appearance  in  London  in  1813,  in  Paris  in  1815,  and  in 
Berlin  in  1826.  It  was  not  until  1838,  however,  that  the  utilisation  of  tar 
and  tar  products  began.  By  1883  it  is  estimated  that  England  was  pro- 
ducing between  70  000  000  and  90  000  000  gal  of  coal  tar,  Germany  about 
17  000  000,  and  France  about  15  000  000  gal.  Belgium  and  Holland  were 
then  producing  considerably  smaller  amounts.  Meanwhile,  various  types 
of  by-product  coke-ovens  began  to  come  into  quite  general  use.  By  1900  it 
is  estimated  that  the  entire  world  was  producing  about  450  000  000  gal  of 
coal  tar  and  oil  tars.  England  has  always  maintained  the  lead  in  produc- 
tion for  the  European  countries,  altho  Germany  has  been  most  active  in 
j  i-r^g  the  utilisation  of  tar  products  in  general.  The  approximate 
t  of  all  gas-house  tars  and  coke-oven  tars  for  the  United  King- 
1900  to  1907  is  given  in  Table  XVIII.     A  comparison  of  these 


Art.  26 


Production  of  Tare 


669 


Table  XVm. — Approximate  Production  of  Tar  in  the  United  Kingdom, 

1900-1907,  in  Gallons 


Year 

At 
Gas  WorkB 

AtCoke- 
Oven  Works 

Total 

1900 

138  000  000 
140  000  000 
141000  000 
142  000  000 
142  000  000 
145  000  000 
150  000  000 

10  000  000 

11  000  000 
14  000  000 
16  000  000 
18  000  000 
27  000  000 
39  000  000 
48  000  000 

148  000  000 

1901 

151  000  000 

1902 

155  000  000 

1903 

158  000  000 

1904 

160  000  000 

1905 

172  000  000 

1906 

189  000  000 

1907 

figures  with  those  of  Table  XVII  shows  that  as  far  back  as  1905  the  United 
Kingdom  was  producing  over  twice  as  much  as  the  United  States  and 
more  than  the  United  States  produced  in  1912.  It  is  estimated  that  in 
1907  Germany  produced  some  180  000  000  gal  of  tar.  From  the  figures 
given  it  will  be  seen  that  the  four  leading  tar  producing  countries  of  the 
world  are  England,  Germany,  the  United  States  and  France,  in  the 
order  named. 

Transforation  and  Storage  of  Crude  Tar.    At  gas  works  crude  tars  are 
sometimes  collected  and  stored  in  underground  tanks  or  wells  and  some- 
times in  the  bottom  of  large  gas  holders.     Here  much  of  the  water  and 
water-soluble  impurities  separate  by  gravity  so  that  the  crude  tar  sold  to 
the  tar  refiner  has  been  partially  dehydrated  by  sedimentation.     The  crude 
tar  is  transported  to  the  refineries  by  various  means.     When  the  refinery 
is  located  close  to  the  gas  or  coke-oven  works  the  tar  may  sometimes  be 
run  thru  pipe  lines,  but  this  method  of  transportation  is  not  satisfac- 
tory for  long  distances  as  in  the  case  of  petroleum  transportation  because 
many   tars   become  extremely  viscous   at  low   temperatures.     From   the 
smaller  gas  plants  tar  is  often  transported  in  railroad  tank  cars  of  approxi- 
mately 10  000  gal  capacity.     Whenever  possible,  however,  water  transpor- 
tation is  employed  and  the  tar  is  shipped  in  tank  barges  of  from  25  000  to 
300  000  gal  capacity.     Upon  reaching  the  refinery  the  tar  is  run  by  gravity 
or  pumped  into  storage  tanks  similar  to  those  used  for  the  storage  of  petro- 
leum.    Tank  cars,  tank  barges  and  the  storage  tanks  are  often  equipped 
with  steam  coils  for  the  purpose  of  warming  the  tar  if  necessary  to  facili- 
tate its  rapid  handling.     At  a  modern  refinery  the  Btorage  tanks  range 
from  250  000  to  2  000  000  gal  capacity.     Where  large  quantities  of  tar  from 
a  single  source  of  supply  are  handled,  the  larger  tanks  are  employed.     Where 
tars  of  varying  characteristics  are  obtained  from  many  sources,  the  smaller 
tanks  are  used  to  keep  the  different  types  and  grades  separate.     The  stor- 
age tanks  are  cylindrical  in  shape  and  set  on  end,  usually  upon  a  concrete 
base.     They  are  constructed  of  steel  with  the  exception  of  the  roof,  which 
is  generally  of  wood,  as  the  vapors  from  the  tar  are  particularly  corrosive 
to  steel  but  non-injurious  to  wood.     The  wooden  roofs  are  waterproofed 
to  keep  out  rain  water.     Outlet  cocks  are  placed  on  the  sides  of  the  tanks 
at  varying  heights  in  order  to  drain  off  water  which  may  rise  to  the  surface 
of  the  crude  tar  during  storage.     The  crude  tar  is  piped  directly  to  the  dehy- 
drating plant  or  still  for  refining. 
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27.    Classification  of  Tars 

General  Characteristics.    There  are  many  classes  of  tars  which   vary 
greatly  in  character,  among  which  may  be  mentioned  those  produced  by 
the  destructive  distillation  of  wood,  peat,  lignite,  bituminous  coal,  bitumi- 
nous shale,  petroleum,  animal  fats,  vegetable  fats,  rosin,  bone,  molasses  and 
alcoholic  residues.     As  previously  stated,  those  of  particular  interest   in 
highway  engineering  are  coal  tars  and  petroleum  tars,  of  which  latter  group 
the  carburetted  water-gas  tars  are  of  most  importance.     The  three  groups 
which  should  receive  special  consideration  are  gas-house  coal  tars,  coke- 
oven  tars  and  carburetted  water-gas  tars.     All  of  these  tars  are  similar 
in  composition  but  variations  in  the  relative  proportions  of  the  individual 
constituents  cause  wide  variations  in  their  physical  and  chemical  properties. 
The  ultimate  analysis  of  these  tars  is  not  greatly  different  from  crude  petro- 
leums, altho  in  the  case  of  coal  tars  oxygen  and  nitrogen  are  always  present 
in  greater  amount.     Their  specific  gravity  usually  varies  from  1.05  to  1.30 
and  slightly  higher  and  their  viscosity  generally  increases  with  their  specific 
gravity.     The  lighter  varieties  are  thin,  oily,  brown  fluids,  while  the  heavier 
tars  are  very  viscous,  black,  sticky  substances.     They  all  have  a  rather 
unpleasant  acrid  odor  quite  distinct  from  the  odor  of  crude  petroleum. 
The  odor  of  coal  tar  can  usually  be  distinguished  from  that  of  water-gas 
tar  by  the  presence  of  phenolic  or  carbolic  vapors.     Moreover,  crude  coal 
tar  always  contains  as  an  impurity  water  carrying  ammoniacal  salts  in 
solution,  known  as  ammoniacal  liquor,  while  water-gas  tar  does  not,  owing 
to  the  absence  of  appreciable  quantities  of  nitrogen  in  the  oil  from  which 
it  is  produced.     All  crude  tars  carry  variable  quantities  of  light  volatile 
hydrocarbons  which  evaporate  upon  exposure.     When  freed  from  water 
and  water-soluble  impurities,  many  of  them  still  hold  appreciable  quanti- 
ties of  free  carbon  suspended  in  a  very  finely  divided  state.     This  material 
is  insoluble  in  carbon  disulphide  and  runs  from  a  few  tenths  of  one  per  cent 
in  water-gas  tars  to  30%  and  over  in  coal  tars  produced  at  high  tempera- 
ture.    As  they  have  been  produced  primarily  as  distillates  they  yield  little 
or  no  ash  upon  ignition.     Crude  tars  as  delivered  at  the  refinery  seldom 
contain  over  10%  of  water  unless  they  carry  a  Very  high  percentage  of 
free  carbon,  in  which  case  water  to  the  extent  of  20%  or  more  may  be  retained 
by  the  tar.     The  very  fluid  low  carbon  tars  tend  to  separate  from  water 
much  more  readily  and  may  contain  1%  or  less.     They  are  powerful  sol- 
vents for  nearly  all  bituminous  materials,  including  petroleums  and  asphalts 
but  in  general  and  unlike  petroleums  their  solvent  action  decreases  some- 
what as  their  specific  gravity  increases.     As  a  rule,  their  coefficient   of 
expansion  varies  inversely  with  their  specific  gravity,   but  according   to 
Weiss  (44)  lies  between  0.000305  and  0.000375  per  degree  C.     Their  specific 
heat  usually  lies  between  0.3  and  0.4.     Further  characteristics  of  the  more 
important  classes  and  groups  of  tars  are  given  in  succeeding  paragraphs. 

Gas-House  Coal  Tars  are  tars  produced  by  the  destructive  distillation 
of  bituminous  coal  primarily  for  the  manufacture  of  gas.  The  object  of 
the  gas  manufacturer  is  to  obtain  as  much  gas  as  possible  from  a  given 
quantity  of  coal  and  for  this  reason  the  temperature  of  distillation  is  carried 
very  high.  As  practiced  in  the  United  States  this  tends  to  produce  high 
carbon  tars.  As  the  quality  of  gas  produced  at  high  temperatures  is  defi- 
cient in  illuminating  value,  it  is  often  enriched  with  carburetted  water-gas. 
"infacturer,  therefore,  frequently  produces  both  coal  tar  and  water- 
nich  he  runs  into  a  common  storage  tank.     When  such  practice 
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a  Followed,  the  resulting  tar  is  not  a  gas-house  cool  tar  hut  a  mixture  of 
Ian.    There  are  three  general  types  of  retort  used  in  gas  manufacture, 
known  as  horizontal,  inclined,  and  vertical.     The  horizontal  retort  is  al-  - 
most  exclusively  used  in  the  United  States,  altho  some  few  plants  operate 
the  other  types.     In  European  countries  the  use  of  vertical  retorts  is 
rapidly  increasing,  especially  in  Eng- 
land and  Germany.     Gas-house  tars 
produced   in   the   different   types   of 
retorts  vary  greatly  in  character  owing 
to  variations  in  the  resulting  condi- 
tions of  distillation.     In  general,  in- 
clined retorts  produce  tars  containing 
a  lower   percentage   of   free   carbon 
than   do   the   horizontal   retorts,   and 
the  vertical  retorts  produce  quite  low 
carbon  tars,  which  in  this  respect  re- 
semble  most   of   the  coke-oven    tare. 
Figs.  14, 15,  and  16  are  diagrams  show- 
ing the  relative  proportions  of  certain 
constituents  in  typical  crude  gas-house 

coal  tars  free  from  water,  which  have  Fig.  14.    Horizontal  Retort  Tar 

been  produced  from  horizontal,  in- 
clined and  vertical  retorts.  In  these  diagrams  the  area  below  the  line  a  a 
represents  soft  refined  tar  residue  of  about  60*  C  (140°  F)  melting  point 
produced  by  distilling  off  a  sufficient  amount  of  the  more  volatile  con- 
stituents. The  white  area  A  represents  the  saturated  hydrocarbons  present 
in  the  distillate  which  are  unattacked  by  concentrated  sulphuric  acid. 
Area  B  represents  the  unsaturated  hydrocarbons  in  the  distillate,  and 
area  C  the  oxygenated  hydrocarbons  or  phenols  and  eresols  removed  with  a 


Fig.  IS.     Inclined  Retort  Tar  Ftj.  IS.     Vertical  Retort  Tar 

solution  of  caustic  soda.  Area  D  shows  the  amount  of  heavy  pitch  bitumen 
composed  almost  entirely  of  unsaturated  hydrocarbons,  and  area  E  repre- 
sents the  amount  of  free  carbon.  It  will  be  noted  that  all  of  the  free  carbon 
«  shown  in  the  pitch  residue  and  that  it  therefore  constitutes  a  larger  per- 
centage of  the  residue  than  of  the  crude  tar.  The  effect  of  free  carbon  in 
refined  tars  is  treated  in  Art.  28.  It  will  be  noted  that  the  horizontal  and 
inclined  retort  tars  show  a  much  higher  percentage  of  free  carbon  than  does 
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the  vertical  retort  tar.  In  all  cases  the  percentage  of  saturated  hydro- 
carbons is  very  small.  The  percentage  of  tar  acids  is  largely  dependent 
upon  the  amount  of  oxygen  present  in  the  coal  from  which  the  tar  -was 
produced  but  is  also  a  function  of  the  temperature  of  distillation  and  in  all 
cases  constitutes  an  appreciable  proportion  of  the  distillate.  While  these 
diagrams  give  a  general  idea  of  the  relative  characteristics  of  the  three 
principal  types  of  gas-house  coal  tars,  the  fact  should  not  be  lost  night,  of 
that  the  exact  temperature  and  other  conditions  of  distillation  exert  a 
marked  influence  upon  tar  produced  from  exactly  the  same  coal.  Thus  two 
tars  produced  from  the  same  coal  and  in  the  same  type  of  retort  but  at 
different  temperatures  may  vary  greatly.  From  the  horizontal  gas-house 
retort  as  commonly  fired,  tars  containing  less  than  20%  free  carbon  are  the 
exception  rather  than  the  rule.  In  the  early  days  of  the  coal-gas  industry, 
however,  when  high  illuminating  value  of  the  coal  gas  itself  was  a  prime 
requisite  and  enriching  methods  were  not  in  vogue,  the  gas-house  coal 
tars  usually  contained  a  very  much  lower  percentage  of  free  carbon  and 
were  of  considerably  lower  gravity. 

Coke-Oven  Tart  are  those  produced  by  the  destructive  distillation  of 
bituminous  coal  in  ovens  or  retorts  designed  primarily  for  the  manufacture 
of  large  quantities  of  coke.  Such  ovens,  which  are  constructed  for  the 
recovery  of  tar  and  other  volatile  constituents  of  the  coal,  are  called  by- 
product coke-ovens.  There  are  many  designs  of  coke-ovens,  a  number  of 
which  are  in  common  use.  At  the  close  of  1913,  5688  by-product  coke- 
ovens  had  been  constructed  and  504  were  under  construction.  Of  these 
ovens  by  far  the  largest  number  are  the  United  Otto,  Semet-Solvay,  and 
Koppers  types.  Other  types  are  known  as  the  Otto-Hoffmann  and  the 
Didier  ovens.  By-product  coke-ovens  are  very  much  larger  than  Kaa- 
house  retorts.  The  original  Semet-Solvay  ovens  were  30  ft  long,  about 
16  in  wide,  and  5  ft  8  in  high,  with  a  charging  capacity  of  over  4  tons  of 
coal.  The  original  Otto-Hoffmann  ovens  were  somewhat  larger  and  had 
a  charging  capacity  of  about  5^  tons.  Many  of  the  modern  ovens  are 
over  36  ft  long,  26  in  wide,  and  nearly  12  ft  high,  and  have  a  charging 
capacity  of  from  12  to  16  tons  of  coal.  These  ovens  are  built  of  fire-clay 
brick  and  a  number  set  together  in  a  brick  framework  over  a  furnace. 
Because  of  the  large  charges  of  coal  which  they  hold,  the  distillation  proc- 
ess is  slower  than  in  gas  manufacture,  and  as  the  main  object  is  the  pro- 
duction of  coke,  the  temperature  of  distillation  is  usually  kept  lower  than 
for  gas  manufacture.  This  results  in  the  production  of  tars  containing 
medium  or  low  percentages  of  froe  carbon.  The  percentage  of  free  carbon 
in  the  various  types  of  coke-oven  tars  produced  in  the  United  States  in 

Table  XIX  —Free  Carbon  in  Coke-Oven  Tars  of  the  United  States 


Type  of  Oven 


Koppers 

Semet-Solvay 

United  Otto 

ru*~  Woffmann 

""  nann  and  United  Otto  (mixed) 
o  and  Rothberg  (mixed) 


Percent  op  Free  Carbon 


Minimum 


2.81 
4.04 
5.26 
8.62 
11.61 
17.17 


Maximum 


8.95 
9.00 
12.55 
14.69 
13.52 
17.17 


3.38 

6.7-4 

9.00 

12.16 

12.51 

17. 17 
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1911   are  given  in  Table  XIX.     Those  figured  are  lor  the  crude  tan  free 

The  typical  characteristics  of  an  average  coke-oven  tar  are  shown  in 
diagram  in  Fig.  17.  The  lettered  areas  in  this  diagram  represent  the  aame 
constituents  as  described  for  gas-house  coal  tars  under  Figs.  14,  15,  and  16. 
In  different  coke-oven  tars  the  relative  proportions  of  constituents,  of 
course,  vary  within  certain  limits  as  indicated  by  the  percentage  of  free 
carbon  in  Table  XIX.  As  compared  with  Fig.  14  it  will  be  seen  that 
in  general  coke-oven  tan  contain  a  somewhat  lower  percentage  of  pitch 
residue  thaji  do  the  horiiontal  gas-house  retort  tars.  Owing  to  the  very 
much  lower  percentage  of  free  carbon  (area  E) ,  however,  the  coke-oven  tar 
really  contains  a  higher  percentage  of  heavy  pitch  bitumen  as  shown  by 
area  D-  As  the  pitch  bitumen  constitutes  the  true  cementing  medium  it 
is  evident  that  a  given  quantity  of  refined  coke-oven  tar  residue  will  go 
farther  aa  a  cementing;  medium  than  will  the  same  quantity  of  refined 
horizontal  gas-house  retort  tar.  The  inclined  and  vertical  retort  tan  shown 
in  Figs.  15  and  16  are  similar  to  the  coke-oven  tan  in  this  respect.  It  is 
seen  that  coke-oven  tan  like  the  gas-house  tars  contain  but  a  small  per- 
centage of  saturated  hydrocarbons  (area  A)  but  are  mainly  composed  of 
unsaturated  hydrocarbons,  the  proportion  of  which  in  the  distillate  i9 
shown  by  area  B.  Like  the  gas-house  tars,  (hey  contain  an  appreciable 
quantity  of  tar  adds  (area  C) . 

Water-Gas  Tan  are  those  produced  by  the  cracking  or  destructive  dis- 
tillation of  petroleum  or  petroleum  products  in  the  carburetion  of  water 


Fig.  IT.    CokcOvn  Tar  Fig.  18.     Wster-Gaa  Tar 

gnu-  They  are  thin,  oily  liquids  usually  having  a  specific  gravity  of  between 
1.000  and  1.100.  They  are  produced  in  an  atmosphere  rich  in  hydrogen 
imd  carbon-monoxide  and  it  is  probable  that  the  excess  of  hydrogen  is 
gnniaUy  responsible  for  some  of  the  differences  between  water-gas  tars 
and  coal  tars.  One  of  these  differences  is  a  greater  proportion  of  methyl 
derivatives  of  the  unsaturated  cyclic  compounds  which  predominate  in 
nil  tars.  As  the  original  oils  contain  little  or  no  nitrogen  and  oxygen, 
nitrogen  and  oxygen  derivatives  of  the  hydrocarbons  are  almost  entirely 
lacking  in  water-gas  tan.  For  the  same  reason,  crude  water-gas  tars  do 
soot  contain  ammoniacal  liquor  as  an  impurity.  The  sulphur  derivatives 
anay.  however,  occur  as  In  the  case  of  coal  tars.  The  relative  proportion 
of  various  constituents  in  a  typical  water-gas  tar  are  shown  diagram  at  ic  ally 
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in  Fig.  18,  which  is  directly  comparable  with  FigB.  14  to  17  inc.  showing 
four  types  of  coal  tars.  As  compared  with  the  diagrams  of  the  coal  tars  it 
will  be  noticed  that  the  percentage  of  soft  refined  tar  residue  as  indicated  by 
the  area  below  the  line  a  a  is  considerably  lower,  amounting  to  about  57% 
against  the  87%  for  the  horizontal  retort  tar  and  70%  for  the  coke-oven 
tar.  This  is  due  to  the  higher  percentage  of  volatile  oils  and  very  much 
lower  percentage  of  free  carbon.  The  free  carbon,  as  shown  by  area  E, 
constitutes  about  1%  of  the  refined  tar  residue  and  less  than  1%  of  the  entire 
tar.  It  is  rare  for  crude  water-gas  tar  to  contain  over  2%  of  free  carbon, 
and  sometimes  less  than  0.1%  is  present.  This  of  course  means  a  high 
percentage  of  heavy  pitch  bitumen  as  shown  by  area  D,  altho  the  total 
percentage  of  refined  tar  or  pitch  residue  is  comparatively  low.  The 
amount  of  saturated  hydrocarbons,  altho  small  as  shown  by  area  A,  is  found 
to  be  slightly  greater  than  for  the  coal  tars.  This  is  not  always  true,  how- 
ever. In  general,  with  a  given  type  of  gas  oil,  the  more  efficiently  the 
carburetting  process  is  run  in  the  manufacture  of  water-gas  the  lower  the 
yield  of  saturated  hydrocarbons  in  the  tar  produced.  This  is  explained 
by  the  fact  that  fractional  distillation  of  the  gas  oil  will  yield  comparatively 
high  percentages  of  condensable  saturated  hydrocarbons;  mild  cracking 
less,  and  ultimate  cracking  or  destructive  distillation  but  little  if  any.  It 
will  be  noticed]  that  area  C,  the  oxygenated  hydrocarbons,  is  entirely 
lacking  in  the  above  diagram.  This  is  one  of  the  distinguishing  charac- 
teristics of  water-gas  tar  because  of  the  absence  of  phenols  and  cresols  or 
tar  acids.  The  water-gas  tar  distillates  are  therefore  almost  entirely 
composed  of  unsaturated  cyclic  hydrocarbons. 

Other  Tars.  Among  the  tars  of  minor  importance  may  be  mentioned 
blast-furnace  tars  and  oil- GAS  tars.  The  former  are  sometimes  recov- 
ered from  blast  furnaces  in  which  coal  is  used  as  a  fuel  in  the  reduction 
of  the  ore.  The  production  of  blast-furnace  tars  is  almost  negligible  as 
compared  with  the  other  types  of  tars  which  have  been  described.  They 
are,  however,  members  of  the  coal-tar  family  altho  often  quite  different 
in  character  as  they  contain  a  much  higher  percentage  of  saturated  hydro- 
carbons, and  their  specific  gravity  is  much  lower  owing  to  the  compara- 
tively low  temperature  at  which  they  are  produced.  Unlike  the  other 
tars,  they  may  yield  upon  ignition  as  high  as  5  to  7%  ash  due  to  the  pres- 
ence of  fine  mineral  matter  which  is  blown  over  into  the  condensers  from 
the  blast  furnace.  Oil-gas  tars  as  distinguished  from  water-gas  tars  are 
produced  in  the  manufacture  of  straight  oil  gas.  There  are  a  number  of 
processes  for  producing  illuminating  gas  directly  from  petroleum  or  petro- 
leum products,  all  of  which  are  dependent  upon  cracking  the  oil  vapors  in 
especially  constructed  retorts  so  as  to  form  permanent  gases  of  high  illu- 
minating value.  Tar  condensates  are  incidentally  produced  and  in  some 
of  the  processes  the  tar  itself  is  again  cracked  for  the  production  of  more 
gas  so  that  in  the  end  little  but  hydrocarbon  gases  and  free  carbon  or  coke 
are  produced.  It  is  unlikely  that  either*  oil-gas  tars  or  blast-furnace  tars 
will  ever  be  used  to  an  appreciable  extent  for  the  manufacture  of  bituminous 
road  and  paving  materials. 

REFINED  TARS 

28.    Distillation  of  Tars 

Tar  Stills.  Stills  for  refining  tars  vary  in  size  and  shape  fully  as  much 
as  petroleum  stills.  They  are  constructed  of  steel  and  set  in  a  brick  frame- 
work, being  protected  from  direct*  fire  by  means  of  a  fire  arch.     The  most 
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commonly  used  tar  stills  in  Europe  are  vertical  cylinders  with  a  dome- 
tehaped  top  and  concave  bottom  as  shown  in  Fig.  19.  Their  capacity  is 
usually  2000  or  3000  gal.  The  top  is  provided  with  a  manhole  and 
an  inlet  pipe  for  charging.  A  large  curved  vapor  pipe  at  the  top  of 
the  dome  leads  the  volatile  products  to  a  coil  condenser.  A  draw- 
off  pipe  is  located  near  the  bottom  and  leads  directly  to  a  cooling 
tank  or  smothering  chamber.  The  bottom  of  the  tank  is  made  concave 
to  facilitate  the  distribution  of  heat  thruout  the  charge.  The  still  is  pro- 
vided with  a  thermometer  pocket  or  opening  near  the  top  for  thermometer 
or  pyrometer.  It  is  equipped  with  interior  pipes  branched  and  suitably 
perforated  so  that  steam  or  air  may  be  injected  into  the  charge  of  tar  during 
distillation  and  thus  facilitate  the  removal  of  the  heavier  oils  without  re- 
course to  unduly  high  temperatures.  The  condensing  coil  is  placed  in  a 
large  tank  of  water  which  may  be  kept  cool  for  the  condensation  of  the  light 
volatile  distillates  and  be  warmed,  if  necessary,  to  prevent  clogging  with 
solid  naphthalene  if  the  tar  distilled  runs  high  in  that  constituent.  The 
vertical  type  of  still  is  used  to  a  limited  extent  in  the  United  States  and 
is  sometimes  constructed  with  a  convex  instead  of 
concave  bottom.  It  may  be  either  wholly  or  partly 
incased  in  brickwork.  The  general  tendency  in 
American  practice,  however,  is  to  make  use  of  long 
cylindrical  horizontally  set  stills  similaa  in  general  de- 
sign to  the  commonly  used  petroleum  still.  The 
modern  horizontal  tar  still  averages  about  10  000 
gal  capacity  but  sometimes  runs  as  high  as  20  000 
gal.  The  details  of  construction  are  so  similar  to  - 
petroleum  stills  which  have  been  described  in  Art.  19, 
that  Fig.  8  may  serve  as  a  general  illustration  for 
both.     The  tar  stills  are  fitted  with  devices  for  steam- 

or    air-agitation  and  a  by-pass  is  sometimes  placed     ****• l9,    Vertical  Tar 
in  the  vapor  line  to  deflect  the  flow  of  tar  from  the  Still 

condenser  should  frothing  occur,  as  the  tar  refiner  is 

even  more  seriously  bothered  by  the  presence  of  water  in  the  product  distilled 
than  is  the  petroleum  refiner.  This  by-pass  leads  to  a  spue  tank  which  is 
capable  of  holding  the  entire  contents  of  a  still  if  necessary.  The  stills 
are  placed  in  the  open  and  a  number  are  often  set  in  a  single  brick  frame- 
work to  form  a  battery.  The  modern  condensers  are  of  similar  design  to  those 
used  in  connection  with  petroleum  stills  but  often  discharge  into  deep  narrow 
'rectangular  tanks  or  pans  which  are  allowed  to  fill  until  the  total  distillate 
which  they  contain  shows  the  gravity  at  which  a  cut  is  to  be  made.  The  pan 
is  then  discharged  into  the  proper  storage  tank.  The  stills  are  fitted  with 
small  draw-off  pipes  thru  which  samples  of  the  residuum  may  be  taken  and 
tested  during  the  distillation  process.  A  large  draw-off  leads  to  the  cooler  or 
smothering  chamber  so  that  at  the  end  of  a  distillation  the  charge  of  resid- 
uum may  be  run  off  by  gravity  or,  if  the  still  is  at  a  lower  elevation  than 
the  cooler,  it  may  be  forced  over  by  steam  or  air  pressure.  The  coolers 
are  large  iron  tanks  exposed  on  all  sides  so  as  to  obtain  as  quick  cooling  as 
possible.  The  cooling,  however,  often  requires  a  long  time  before  it  is 
safe  to  run  the  residual  into  open  barrels.  In  some  cases  the  coolers  are 
provided  with  steam  coils  so  as  to  keep  the  residual  at  any  desired  tem- 
perature for  further  handling.  The  coolers  are  provided  with  a  weighed 
cover  or  automatic  relief  to  take  care  of  any  explosion  which  may  result 
i  from  the  presence  of  air  in  the  cooler  at  the  time  the  hot  residue  is  run  in. 
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For  the  softer  residues  which  may  be  shipped  in  tank  ears,  recourse  is  often 
had  to  air  or  Bteam  pressure  as  a  means  of  transporting  them  thru  pipe 
lines,  which  are  sometimes  steam  jacketed  in  order  to  prevent  possible 
clogging  by  too  rapid  cooling  of  the  tar.  By  means  of  these  lines  the 
refined  tar  may,  if  desired,  be  blown  directly  from  the  still  to  the  tank 
car  or  tank  wagon. 

Tar  Refining.  As  it  is  practically  impossible  to  remove  all  water  from 
crude  tars  by  sedimentation,  they  are  sometimes  run  thru  special  dehydrat- 
ing devices  before  charging  them  into  the  still  (see  Art.  9,  dehydration. 
The  water  may  be  removed  by  distillation  but  it  is  a  slow  and  expensive 
process,  as  great  care  has  to  be  exercised  to  prevent  foaming  and  a  long 
time  is  required  to  coax  the  water  off  without  bringing  with  it  the  entire 
contents  of  the  still.  This  is  particularly  true  of  high  carbon  tars  in  which 
the  free  carbon  appears  to  tenaciously  retain  the  water.  Moreover,  the 
specific  heat  of  the  tar  is  only  about  0.3  or  0.4  so  that  much  extra  heat 
is  required  to  remove  the  water  by  distillation.  Dehydrating  devices, 
however,  usually  leave  a  small  amount  of  water  in  the  tar  and  consider- 
able trouble  is  experienced  from  even  this  small  quantity  which  may  amount 
to  only  a  few  tenths  of  one  per  cent.  After  charging,  the  contents  of  the 
still  are  carefully  heated  until  the  vapor  temperature'is  about  105°  or  110°  C, 
(221°  or  230°  F)  when  all  the  water  has  passed  off  with  the  light  distillate. 
This  point  is  usually  indicated  by  the  cessation  of  a  peculiar  noise  within 
the  still,  known  as  the  rattles,  which  occurs  as  the  last  of  the  water  is  being 
removed  and  is  produced  by  condensation  of  the  water  at  the  top  of  the  still, 
from  which  it  falls  back  into  the  more  highly  heated  residuum,  thus  causing 
a  series  of  small  explosions  as  it  is  suddenly  converted  into  steam  again. 
After  all  water  has  been  removed  distillation  proceeds  quietly  and  without 
trouble  provided  steam  or  air  agitation  is  used.  This  is  particularly  neces- 
sary in  the  case  of  tars  containing  a  high'percentage  of  free  carbon,  owing  to 
the  tendency  of  the  carbon  to  deposit  on  the  bottom  of  the  still  and  produce 
a  heavy  coating  of  coke.  Agitation  with  air  does  not  produce  as  pronounced 
an  effect  with  tars  as  with  petroleums,  there  being  but  little  chemical  reac- 
tion induced  between  the  oxygen  of  the  air  and  the  tar  hydrocarbons  at 
the  .temperature  of  distillation.  The  exact  method  and  extent  of  distilla- 
tion depend  upon  just  what  products  the  tar  refiner  is  primarily  working 
for.  In  most  cases  the  tar  producer  does  not  distill  his  own  tar  but  sells 
it  to  the  refiner,  who  may  purchase  from  a  great  many  sources  of  supply. 
When  this  is  the  case  the  tar  refiner  often  has  a  variety  of  tars  of  different 
characteristics  upon  which  to  work  and  the  selection  or  blending  of  two 
or  more  tars  before  distillation  is  fully  as  important  as  the  method  and 
extent  of  distillation  when  it  is  desired  to  produce  refined  products  having 
given  characteristics.  In  the  preparation  of  refined  chemicals  such  as 
drugs  and  dyes,  of  which  there  are  an  immense  number,  from  tar  distil- 
lates, the  European  countries  are  far  in  advance  of  the  United  States. 
This  is  particularly  true  ofr  Germany,  which  country  disposes  of  large 
quantities  of  tar  products  to  the  United  States.  As  a  result  the  European 
tar  refiner  often  works  primarily  for  quantity  and  quality  of  valuable  dis- 
tillate and  in  so  doing  distills  his  tar  to  a  hard  brittle  pitch  residue.  In 
incidentally  producing  residues  of  any  desired  consistency,  he  then  fluxes 
or  cuts  back  the  brittle  residue  with  the  least  valuable  distillate  or  distillate 
nrnHuct  which  he  has  available.  In  other  words,  his  residues  are  of  sec-  . 
importance  and  their  quality  for  use  in  highway  engineering  may 
•reby.     The  American  refiner,  on  the  other  hand,  as  a  rule  works 
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primarily  for  residues  or  refined  tars  and  prepares  comparatively  few  re- 
fined products  from  his  distillates.  This  is  shown  by  the  fact  that  altho 
the  production  of  crude  tar  in  the  United  States  is  vastly  more  than  suffi- 
cient to  produce  all  of  the  refined  chemical  products  which  it  consumes, 
it  nevertheless  annually  imports  millions  of  dollars'  worth  of  such  products 
but  little  or  no  residuals.  This  is  shown  by  the  following  importation 
statistics  for  1913  as  given  by  Parker  (32). 


Table  XX. — Coal-Tar  Products  Imported  into  the  United  States,  1913 


Material 

Value 

Duty 

StfiTlfr  ftrirf 

$         2  969 

1  493  840 
323  420 

7  258  788 
702  721 

1  186  090 

$           613 

AHnsrin  and  other  colon  or  dyee 

Free 

Aniline  salts                              "                        ,_,.,., 

4  034 

Colon  or  dyes  not  specially  provided  for 

2  176  186 

Preparations  not  colors  or  dyes 

131  268 

Products  not  medicinal,  such  as  benzol,  etc  a 

11  678 

Total 

$10  962  828 

$2  328  729 

The  methods  of  American  refiners  in  the  manufacture  of  tar  residu- 
ums  are  of  particular  interest  from  the  standpoint  of  highway  engineering 
and  Fig.  20  serves  to  ' 
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Fig.  20.    Distillation  of  Tar 
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illustrate  the  general 
practice  followed  in  the ' 
manufacture©!  straight 
residuals  and  certain 
crude  distillates.  As 
distillation  proceeds 
the  residue  in  the  still 
becomes  more  and 
more  viscous.  Samples 
are  withdrawn  and 
tested  from  time  to 
time  until  the  desired 
consistency  has  been 
secured.  In  the  case 
of  quite  fluid  residuals 
viscosity  tests  are 
made.  For  the  semi- 
solid and  solid  resi- 
dues, the  float  and 
melting  point  tests  are 
largely  used.  As  in 
the  case  of  petroleums, 

the  residual,  after  being  discharged  from  the  still,  is  usually  a  finished  pro- 
duct and  requires  no  further  treatment.  For  some  purposes,  however,  cut- 
back products  are  manufactured,  but  in  such  cases  the  original  distillation 
is  seldom  carried  to  the  production  of  a  hard  brittle  pitch  residue.  Residues 
of  various  consistency  are  generally  sold  as  dust  layers,  carpeting  mediums, 
cements  for  use  in  bituminous  macadam  construction  and  coarse  aggregate 
bituminous  concrete,  and  also  as  fillers.     Distillates  are  only  of  intei 
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from  the  standpoint  of  highway  engineering  when  used  as  creosoting  oils 
for  wood  block  and  structural  timber  or  when  used  for  cutting  back  the 
tar  residues.  The  lighter  distillates  are  usually  further  refined  by  redis- 
tillation and  acid  purification  for  the  production  of  various  grades  of  benzol, 
toluol,  solvent  naphtha,  etc.  The  next  heavier  distillates  are  often  worked 
for  the  recovery  of  naphthalene,  and  in  the  'case  of  coal  tars  for  phenol 
or  carbolic  acid  and  cresols.  Distillates  for  creosoting  purposes  are  con- 
sidered in  the  following  subsection.  None  of  the  distillates  are  ordinarily 
used  as  dust  layers  as  in  the  case  of  petroleums.  In  some  cases  either 
during  or  after  distillation  a  relatively  small  amount  of  either  fluid  petro- 
leum residuum  or  asphalt  is  combined  with  the  tar  residuum  with  which 
it  readily  fluxes.  Such  materials  are  then  known  as  tar-asphalt  products 
and  if  properly  prepared  may  show  certain  desirable  characteristics  which 
would  not  be  possessed  by  the  straight  distilled  tar  residue.  For  further 
details  and  principles  governing  distillation,  see  Art.  10. 

Free  Carbon  in  Tars  exists  in  the  form  of  finely  divided  amorphous  black 
particles  resembling  soot  or  lampblack.  These  particles  are  held  in  sus- 
pension in  the  tar  and  will  not  readily  settle  out  even  if  the  tar  is  very 
fluid.  They  are  insoluble  in  carbon  disulphide  and  arc  therefore  not  bitu- 
men. If  filtered  from  the  bitumen  with  the  aid  of  this  solvent  the  free 
carbon  is  found  to  be  a  dry  black  powder  entirely  lacking  in  cementitious- 
ness.  Ultimate  analysis  indicates  that  it  is  not,  however,  pure  carbon  but 
probably  a  mixture  of  hydrocarbons  very  rich  in  carbon,  which  have  been 
produced  by  a  very  advanced  stage  of  cracking  of  the  vaporised  hydrocar- 
bons within  the  retort  or  superheater  during  the  original  formation  of  the 
tar.  For  all  practical  purposes,  however,  it  may  be  considered  as  carbon 
and  as  an  inert  impurity  in  the  tar  bitumen.  It  is  non-volatile  at  ordinary 
distilling  temperatures  and  for  this  reason  always  remains  in  the  residue 
of  a  tar  distillation.  It  thus  necessarily  constitutes  a  larger  proportion  of 
any  tar  residue  than  of  the  original  tar  from  which  the  residue  was  pro- 
duced. As  a  very  high  percentage  of  free  carbon  is  not  considered  desir- 
able in  refined  tars  commonly  used  in  highway  engineering,  those  crude 
tars  which  originally  carry  a  high  percentage  of  free  carbon  cannot  well  be 
utilized  in  the  manufacture  of  such  products  unless  mixed  in  suitable  pro- 
portions with  a  low  carbon  crude  tar  prior  to  distillation.  If  both  low  and 
high  carbon  tars  are  available  to  the  tar  refiner,  he  is  able  by  judicious 
mixing  to  obtain  a  combination  which  upon  subsequent  distillation  will 
yield  a  refined  tar  containing  less  than  the  maximum  limit  of  free  carbon 
which  has  been  set.  Knowing  the  percent  of  distillate  which  will  have 
to  be  removed  in  order  to  produce  a  residue  of  desired  consistency,  the 
percentage  of  free  carbon  in  the  refined  tar  may  be  closely  approximated  from 
the  percentage  present  in  the  material  distilled.  If,  however,  the  tax  is 
badly  cracked  or  locally  overheated  during  distillation,  additional  free 
carbon  will  be  formed.  As  all  tars  originally  contain  some  free  carl>on. 
however,  it  is  impossible  from  its  determination  in  the  finished  product 
to  determine  whether  or  not  cracking  has  taken  place  during  distillation 
as  in  the  case  of  petroleum  products.  While  chemically  inert,  free  carbon 
has  a  decided  effect  upon  certain  physical  characteristics  of  the  tar  in  which 
it  occurs.  It  increases  the  gravity  of  a  tar  and  also  its  viscosity  or  appar- 
ent consistency  to  a  marked  extent.  It  is  quite  possible  to  remove  free 
carbon  from  a  tar  by  passing  it  in  a  heated  and  fluid  state  thru  a  filter 
press.  This  process  is  not  as  a  rule  commercially  possible  in  the  manu- 
facture of  refined  tars  for  use  in  highway  engineering,  but  if  carried   out 
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|  the  filtered  tar  is  found  to  have  a  lower  gravity  and  to  be  much  more  fluid 
than  before  filtration.  This  latter  fact  has  a  most  important  bearing  on 
the  proper  selection  and  specification  of  refined  tars  containing  a  consid- 
erable amount  of  free  carbon  as  the  consistency  of  the  actual  tar  bitumen 
is  a  most  important  consideration.  In  a  general  comparison  of  low  and 
high  carbon  tars  the  following  facts  are  of  interest  to  the  highway  engineer. 
:  For  refined  tars  of  the  same  degree  of  hardnesH  those  of  low  free  carbon  con- 
:  tents  have  greater  inherent  binding  strength  than  those  of  high  carbon 
:  contents.  In  refined  tars  whose  bitumen  is  of  the  same  degree  of  hardness, 
those  high  in  free  carbon  have  a  greater  inherent  binding  strength  than 
those  low  in  free  carbon,  but  the  binding  capacity  of  the  former  is  lower 
because  of  the  lower  percentage  of 'bitumen  present.  The  waterproofing 
value  of  high  carbon  tars  is  in  general  less  than  that  of  low  carbon  tars. 
A  high  percentage  of  free  carbon  tends  to  retard  absorption  of  the  tar 
bitumen  by  porous  surfaces.  When  a  tar  is  exposed  in  comparatively 
thin  films  free  carbon  has  little  or  no  effect  in  retarding  volatilization  of 
the  lighter  bituminous  constituents.  In  certain  classes  of  tar  aggregates 
free  carbon  may  serve  as  a  filler  and  add  to  the  mechanical  strength  of 
the  aggregate,  but  finely  divided  mineral  matter,  which  may  be  incorpor- 
ated in  any  desired  amount,  is  more  satisfactory  in  this  connection.  In 
general  it  is  considered  desirable  that  a  tar  dust  layer  should  not  contain 
over  8%  free  carbon,  that  a  tar  carpeting  medium  should  not  contain 
over  15%  free  carbon,  and  that  for  bituminous  macadam  and  bituminous 
concrete  construction  a  refined  tar  should  not  contain  over  20%  free  carbon. 
There  is,  however,  some  difference  of  opinion  in  this  connection. 

Naphthalene  in  Tars.  Naphthalene,  C.'ioHs,  frequently  occurs  in  tar  in 
larger  quantity  than  any  other  one  hydrocarbon,  and  for  this  reason  it 
exerts  an  appreciable  influence  upon  the  physical  and  chemical  properties 
of  the  tar.  In  the  pure  state  it  exists  in  white  flakey  crystals  or  scales 
melting  at  79°  C  (174°  F)  and  having  a  boiling  point  of  218°  C  (424°  F). 
It  has  a  characteristic  odor  commonly  familiar  in  moth  balls  and  is  extremely 
volatile.  It  volatilizes  far  below  its  boiling  point  and  from  crude  tars  distills 
to  a  considerable  extent  with  the  aqueous  vapors  and  also  with  the  light  tar 
oils.  Even  at  ordinary  temperatures  it  volatilizes  slowly  from  both  crude 
tars  and  refined  tars  in  which  it  is  present.  No  satisfactory  method  has 
as  yet  been  devised  for  its  quantitative  determination  in  tars,  hut  its 
presence  in  appreciable  quantities  is  readily  detected  by  its  crystallization 
from  certain  fractions  obtained  by  distilling  the  tar.  In  some  tars  it  occurs 
to  such  a  large  extent  that  almost  the  entire  distillate  solidifies  or  crystal- 
lizes upon  cooling.  In  the  manufacture  of  straight  residual  refined  tars 
for  use  in  highway  engineering  some  of  the  naphthalene  is  removed  during 
distillation.  A  considerable  proportion,  however,  usually  remains  behind 
in  the  residue.  The  presence  of  this  naphthalene  exerts  a  marked  influence 
upon  the  consistency  of  the  tar,  and  as  it  is  a  volatile  constituent  its  effect 
in  this  connection  is  of  considerable  interest.  From  its  nature  it  cannot 
be  considered  as  a  binding  constituent,  but,  alt  ho  it  is  solid,  it  may  com- 
bine with  and  serve  as  a  flux  for  those  hydrocarbons  which  are  directly 
responsible  for  the  cementitiousness  of  tars.  Thus  by  heating  together  a 
quantity  of  naphthalene  and  a  hard  tar  pitch,  it  is  possible  to  produce 
a  soft  and  almost  fluid  product.  In  this  connection  it  has  been  found  that 
the  fluxing  value  of  naphthalene  for  hard  tar  pitches  is  somewhat  greater, 
altho  quite  similar  to  the  heavier  tar  distillates  free  from  naphthalene  or 
other  crystalUsable  solids.     This  is  true  until  the  mixture  becomes  so  sat- 
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urated  as  to  cause  the  naphthalene  to  precipitate.  For  the  harder  tar 
pitches  the  addition  of  very  small  percentages  of  naphthalene  produces  a 
more  marked  increase  in  fluidity  than  for  originally  softer  pitches.  On 
the  other  hand,  where  naphthalene  is  present  beyond  its  point  of  satura- 
tion, it  decreases  the  fluidity  of  the  product  at  temperatures  below  its 
melting  point  hut  at  higher  temperatures  it  continues  to  increase  the  fluidity 
of  the  product.  The  conclusions  to  be  drawn  from  the  above  facta  are 
that  refined  tars  containing  a  high  percentage  of  naphthalene,  altho  the 
lighter  tar  oils  may  be  absent,  may  be  expected  to  harden  rapidly  upon 
exposure  thru  loss  of  the  naphthalene  by  volatilization.  This  is  particu- 
larly true  when  the  refined  tar  is  used  for  surface  treatment.  Naphtha- 
lene may  be  entirely  eliminated  from* a  tar  by  distillation  to  a  hard  pitch 
residue  and  cutting-back  such  residue  to  desired  consistency  with  a  heavy 
non-volatile  naphthalene  free  tar  distillate,  but  this  practice  is  seldom 
followed  in  American  refineries.  Where  rapid  hardening  after  use  is  not 
desired,  as  in  the  case  of  refined  tars  for  bituminous  concrete  construction, 
a  low  naphthalene  tar  is  preferable  to  one  containing  a  high  percentage 
of  naphthalene. 

29.    Refined  Tar  Products 

Crude  and  Residual  Tar  Dust  Layers.    Crude  tars  are  sometimes  used  as 
dust  layers.     The  majority  of  crude  coal  tars  are,  however,  too  viscous 
for  successful  cold  application  and  have  to  be  combined  with  distillates  or 
very  fluid  tars  in  order  to  make  them  applicable  for  such  use.     Water-gas 
tars  and  some  coke-oven  tars  may  be  applied  cold  in  their  crude  or  par- 
tially dehydrated  state.     It  is  customary,  however,  to  subject  tars  to  some 
process  of  refinement  before  marketing  them.     High  carbon  tars  are  totally 
unsuited  for  use  as  dust  layers.     The  majority  of  tar  dust  layers  are  there- 
fore manufactured  from  low  carbon  crudes.     In  order  to  so  use  tars  con- 
taining as  high  as  5%  free  carbon,  it  is  not  unusual  to  have  them  combined 
with  a  small  amount  of  water,  which  increases  their  fluidity.     Partly  dehy- 
drated coke-oven  tare  combined  with  water-gas  tars  may  be  made  to  serve 
this  purpose.     As  crude  water-gas  tars  are  very  fluid  and  contain  a  low- 
percentage  of  free  carbon,  they  may  be  distilled  to  remove  their  more  vola- 
tile oils  without  increasing  their  viscosity  to  such  an  extent  that  cold  appli- 
cation is  impossible.     Semisolid  residual  tars  may  also  be  fluxed  or  cut- 
back with  a  large  amount  of  tar  distillate  to  produce  dust  layers.     Refined 
tars  are  also  emulsified  in  some  cases  in  much  the  same  way  as  petroleums 
(see  Art.  21)  for  use  in  dust  laying.     Tar  emulsions  have  not,  however, 
been  used  in  the  United  States  to  any  extent.     The  tar  refiner  usually  has 
so  many  different  types  and  grades  of  tars  which  he  can  blend  to  produce 
the  product  he  wishes  to  manufacture  that  it  is  often  a  difficult  matter 
to  identify  the  origin  of  a  manufactured  product.     The  primary  function 
of  tar  dust  layers  is  identical  with  that  of  petroleum  dust  layers.     Owing 
to  the  fact  that  they  tend  to  volatilise  and  harden  more  rapidly,  however, 
their  excessive  use  is  not  as  serious  a  matter  as  is  the  case  with  the  petro- 
leum dust  layers.     They  should  be  sufficiently  fluid  to  apply  cold  by  means 
of  a  pressure  distributor  at  a  rate  of  not  over  H  K»l  per  sq  yd.     Their 
repeated  use  may  result  in  the  formation  of  a  thin,  comparatively  hard 
superficial  coat  or  bituminous  carpet.     They  are  often  used  to  advantage 
in  the  surface  treatment  of  an  old  bituminous  macadam,  as  they  tend  to 
enrich  the  seal  coat  and  prolong  its  life.     They  are  black  in  color  and 
have  a  strong  odor  of  light  oils  and  naphthalene.     The  analyses 
"e  page  are  typical  of  tar  dust  layers.     The  first  analysis  is  that 
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of  a  dust  layer  produced  from  a  water-gas  tar  by  distillation  of  the 
more  volatile  constituents.  The  second  is  of  one  produced  from  a  low 
carbon  coal  tar  and  shows  the  presence  of  both  water  and  light  oils.  The 
water  is  largely  responsible  for  the  low  specific  viscosity  of  this  material  as 
compared  with  the  first  sample,  altho  its  preccntage  of  pitch  residue  or 
heavy  tar  hydrocarbons  is  higher.  Its  specific  gravity  and  percentage  of 
free  carbon  indicate  a  coke-oven  tar. 


Table  XXI  —Tar  Dust  Layers 


Specific  gravity  25°/25°  C  (77°/77°  F) 

Specific  viscosity  (Engler)  60  cu  cm,  40°  C  (104°  F) 

Soluble  in  CSt  (total  bitumen) 

Organic  matter  insoluble  (free  carbon) 

Inorganic  matter  insoluble  (ash) 

Distillation  percent  by  volume: 

Ofl  dbtOlate  to  110°  C'. '.'.'.'.'. 

Datfllate  110°  to  170°  C 

DatOlate  170°  to  270°  C 

Distillate  270°  to  800°  C 

Pitch  residue  above  300°  C 


(1) 


1.120 
14.0 

99.05% 
0.90% 
0.05% 

100.00% 


100.0% 


(2) 


1.149 
10.9 

96.05% 
4.89% 
0.06% 

100.00% 

1-7% 
0.9% 
2.6% 

18.4% 
4.6% 

71.9% 

100.0% 


Refined  Tar  Carpeting  Mediums  are  usually  straight  distilled  residual 
tars  too  viscous  to  apply  cold.  When  heated,  however,  they  should  become 
sufficiently  fluid  to  apply  uniformly  over  a  road  surface  by  means  of  a 
pressure  distributor  at  the  rate  of  not  over  ^  gal  per  sq  yd.  They  ordi- 
narily possess  considerable  cementitiousness  and  harden  rather  rapidly 
after  application  as  compared  with  the  residual  carpeting  mediums  pre- 
pared from  f>etroleum.  Like  other  carpeting  mediums,  their  function  is 
first  of  all  to  adhere  to  the  road  surface  and  then  hold  in  place  the  cover- 
ing of  fine  aggregate  with  which  they  should  combine  to  form  a  bituminous 
carpet.  If  used  in  excess  they  are  apt  to  produce  a  mechanically  unstable 
carpet  owing  to  their  original  soft  consistency.  Applied  at  the  proper 
rate  they  harden  sufficeintly  after  application  to  produce  a  stable  carpet. 
The  initial  hardening  which  is  desirable  is  apt  to  continue,  however,  until 
the  carpet  becomes  so  hard  as  to  wear  away  rather  rapidly  under  traffic. 
This  is  particularly  true  of  those  products  which  contain  a  high  percentage 
of  the  lighter  oils  or  an  excess  of  naphthalene  or  free  carbon.  For  carpet 
work,  this  general  tendency  to  harden  even  too  much  is  preferable  to  not 
hardening  sufficiently.  The  very  qualities  which  make  residual  tars  suit- 
able as  carpeting  mediums  make  them  less  desirable  for  seal  coat  work  on 
bituminous  macadam  or  bituminous  concrete  pavements.  For  such  pur- 
pose a  harder  bituminous  material  is  preferable  as  it  will  adhere  to  the 
newly  laid  bituminous  concrete  and  can  be  used  of  originally  desirable 
consistency.  Seal  coats  should  therefore  harden  as  little  as  possible  after 
use.  In  some  cases  petroleum  or  asphalt  products  are  combined  in  rela- 
tively small  proportion,  usually  not  over  15%,  with  tar  carpeting  mediums 
in  order  to  reduce  the  tendency  to  harden  too  much.     The  characteristics 
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of  two  typical  tar  carpeting  mediums  are  shown  in  Table  XXII.  The  first 
material  is  a  tar-asphalt  preparation  as  evidenced  by  the  dimethyl  sulphate 
test,  and  has  been  prepared  from  a  water-gas  tar.  The  second  material 
is  a  coal-tar  product  as  shown  by  the  relatively  high  percentage  of  free 
carbon  which,  however,  is  not  excessive.  It  contains  no  petroleum  01 
asphalt  product  as  shown  by  the  dimethyl  sulphate  test. 

Table  XXII.— Tar  Carpeting  Mediums 


Specific  gravity  25°/25°  C  (77°/  77°  F) 
Float  test  at  50°  C  U-2°  F) . . , 


Soluble  in  CSt  (total  bitumen) 

Organic  matter  insoluble  (free  carbon) 
Inorganic  matter  (ash) 


1.158 
85  sec 


Distillation  percent  by  volume: 

Water 

Distillate  to  110°  C 

Distillate  110°  to  170°  C 

Distillate  170°  to  270°  C 

Distillate  270°  to  300°  C 

Pitch  residue  above  800°  C . . 


100.00% 


Melting  point  of  pitch  residue 

Dimethyl  sulphate  test  on  fraction  above  800°  C 


100.02. 

65°  C 

(149°  F) 

part 

insoluble 


(2) 


1.210 
45 


85.05% 

14.93% 

0.02% 

100.00% 


100.0% 

74°  C 

(lt5°  F) 

all 

soluble 


*  Distillate  free  from  precipitated  naphthalene. 

t  Distillate  contained  about  three-fourths  its  volume  precipitated  naphthalene. 

t  Distillate  practically  solid. 


From  the  above  results  it  will  be  seen  that  altho  the  second  material  u 
originally  softer  or  shows  a  lower  float  test  than  the  first,  its  tendency 
is  to  harden  much  more  rapidly  owing  to  the  higher  percentage  of  distil- 
late to  170°  C  (338°  F)  and  the  presence  of  a  large  amount  of  naphthalene. 

Bituminous  Cements  from  Tars.  Because  of  their  tendency  to  harden 
after  use  and  their  susceptibility  to  temperature  changes,  the  residual  tan 
used  in  bituminous  macadam  and  bituminous  concrete  pavements  are  usu- 
ally much  softer  than  either  the  residual  petroleums  or  fluxed  native  asphalt* 
used  in  the  same  types  of  construction.  This  is  admissible  when  the  ag- 
gregate is  coarse  because  of  the  high  cementitiousness  of  the  soft  semisolid 
tar  residues.  For  fine  aggregates  where  mechanical  stability  is  dependent 
upon  the  hardness  of  the  bituminous  cement,  tars  are  not  generally  used! 
except  perhaps  for  sidewalk  construction.  For  the  coarser  aggregate  pave* 
ments  the  same  grade  of  tar  used  in  the  construction  of  the  wearing  coursd 
proper  is  also  commonly  used  as  a  seal  coat.  Altho  such  a  seal  coat  m 
apt  to  harden  more  rapidly  than  desirable  in  the  case  of  the  bituminous 
macadam,  the  underlying  thick  films  of  tar  tend  to  enrich  and  prolong  the 
lit*  of  the  seal  coat.  In  bituminous  concrete  construction,  however,  thei* 
■»  same  excess  of  bitumen  in  the  underlying  course  and  for  thia 
asphalt  seal  coat  is  sometimes  employed  when  a  refined  tar  it 
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used  in  the  concrete  proper.  The  characteristics  of  bituminous  cements 
prepared  from  a  water-gas  tar,  a  coke-oven  tar  and  a  gas-house  coal  tar 
are  shown  in  Table  XXIII.  Altho  these  tars  are  of  similar  consistency, 
as  shown  by  the  float  test,  it  will  be  noted  that,  as  in  the  case  of  crude  tars, 
the  residual  water-gas  tar  shows  the  lowest  percentage  of  free  carbon  and 
the  residual  gas-house  coal  tar  the  highest.  The  specific  gravity  of  these 
tars  increases  with  the  percentage  of  free  carbon.     All  of  the  materials  show 

Table  X&ill. — Bituminous  Cements  from  Various  Tars 


■ 

Tar 

Water- 
Gas 

Coke- 
Oven 

Gas- 
House 

Specific  gravity  25°/25°  C  (77°/77°  F) 
Float  test  at  60°  C  (122°  F) 

1.172 
158  see 

99.12% 
0.88% 
0.05% 

100.00% 

0.0  % 
0.0  % 
0.7  % 
6.2  % 

16.0  % 

77.1  % 

100.0  % 

65°  C 

(149°  F) 

1.215 
140  aec 

1.258 
170  me 

Soluble  in  CS*  (total  bitumen) 

I 
86.60%     i       70.87% 
13.38%     -       29.60% 
0.02%     ;         0.03% 

Inorganic  matter  insoluble  (ash) 

100.00% 

0.0  % 
0.0  % 

Distillation  percent  by  volume: 
Water 

100.00% 

0.0  % 
0.0  % 

Dfctfflate  to  110°  C 

Distillate  110°  to  170°  C 

0.3  % 

5.4  % 

12.9  % 

81.4  % 

100.0  % 

71°  C 

0.0  % 

Distillate  170°  to  270°  C 

9.4  % 

Dfctfllate  270°  to  800°  C 

6.5  % 

Pitch  residue  above  300°  C 

34.1  % 

Melting  point  of  pitch  residue { 

100.0% 
85°  C 

(160°  F) 

(186°  F) 

a  very  low  percentage  of  ash,  and  the  percentage  of  total  bitumen  is  there- 
fore almost  entirely  dependent  upon  the  amount  of  free  carbon  present. 
All  of  the  residuals  have  been  prepared  at  sufficiently  high  temperatures  to 
remove  the  more  volatile  oils  as  shown  by  the  results  of  distillation.  The 
relation  of  total  distillate  to  pitch  residue  is  found  to  vary  somewhat  but  the 
ratio  of  total  distillate  to  actual  bitumen  in  the  pitch  residue  will,  upon  calcu- 
lation, be  found  to  be  nearly  the  same.  Pitch  fillers  for  stone  and  block 
pavements  are  manufactured  from  tars  by  distilling  and  blowing  the  residue 
to  the  desired  melting  point.  They  are  often  quite  hard  and  brittle  and 
contain  a  high  percentage  of  free  carbon,  show  a  high  specific  gravity  and 
a  melting  point  of  45°  C  (113°  F)  or  higher.  They  are  much  more  suscep- 
tible to  temperature  changes  than  arc  the  blown  petroleum  or  asphalt 
products  prepared  for  the  same. purpose. 


CREOSOTING  OILS 

*  30.    Manufacture  of  Creosoting  Oils 

Classification  of  Creosoting  Oils.  The  term  creosote  was  originally  ap- 
plied to  certain  constituents  of  wood  tar.  Later  it  was  extended  to  cover 
the  oxygenated  hydrocarbons  or  cresols  found  in  the  distillates  of  coal  tar. 
Those  distillates,  particularly  the  heavy  distillates  rich  in  oxygenated  hydro- 
carbons, were  then  known  as  creosote  oils.     Creosote  oils  from  coal  tar 
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have  for  many  years  been  extensively  used  to  impregnate  wood  for  struc- 
tural uses,  the  process  of  impregnating  being  known  as  creosoting.  The 
term  creosoting  oil  is  now  commonly  applied  not  only  to  the  creosote  dis- 
tillate oil  but  to  a  variety  of  other  bituminous  materials  which  are  used 
to  impregnate  wood.  Creosoting  oils  are  of  particular  interest  4n  high- 
way engineering  with  regard  to  the  impregnation  of  wood  paving  block. 
Their  use  in  this  connection  dates  back  to  a  pavement  laid  at  Galveston. 
Texas,  in  1873.  Creosoting  oils  which  are  used  in  the  preservation  of 
wood  blocks  may  be  classified  as  (1)  heavy  distillates  of  coal  tars  and  water- 
gas  tars;  and  (2)  residual  tars  and  oils  containing  tar  residues.  Petroleum 
oils  have  also  been  used  to  a  limited  extent  in  the  impregnation  of  wood 
for  structural  purposes. 

Preparation  of  Creosoting  Oils.  Distillate  creosoting  oils  are  obtained 
mainly  from  coal  tars  but  also  from  water-gas  tars  by  the  process  of  frac- 
tional distillation  such  as  described  in  Art.  28.  They  vary  considerably 
according  to  the  cuts  made  during  distillation  and  the  character  of  tar 
distilled.  During  distillation  of  the  crude  tar  a  cut  is  usually  made  after  the 
removal  of  practically  all  oils  boiling  as  high  as  170°  C  (338°  F).  The  heavier 
oils  then  begin  to  distill  and  the  creosoting  oil  may  consist  of  the  entire 
distillate  obtained  during  the  remainder  of  the  distillation  process.  It  is 
evident  that  the  extent  to  which  distillation  is  carried  will  materially  affect 
the  characteristic  of  the  creosoting  oil  produced  by  this  means  from  a  given 
tar.  Sometimes  the  heavy  distillates  from  a  number  of  distillations  of  dif- 
ferent tars  will  be  mixed  together  to  produce  the  creosoting  oil.  Two  types 
of  tar  may  also  be  mixed  prior  to  distillation  and  thus  produce  a  creosoting 
oil  of  somewhat  different  character  than  would  have  been  produced  by  the 
distillation  of  either  alone.  Sometimes  intermediate  cuts  or  fractions  may 
be  made  during  distillation  and  certain  of  these  fractions  worked  for  the 
recovery  of  desirable  constituents  such  as  naphthalene,  anthracene,  etc, 
after  which  the  remaining  oils  are  run  back  with  the  rest  of  the  creosoting 
oil  distillate.  The  second  class  of  creosoting  oils  mentioned  in  the  preced- 
ing paragraph  may  be  prepared  in  a  variety  of  wayB.  Where  very  fluid 
crude  tars  are  available,  such  as  water-gas  tars  and  certain  coke-oven  tars, 
they  may  be  distilled  for  the  removal  of  water  and  some  of  the  lighter  oils 
and  the  residues  still  be  sufficiently  fluid  to  use  as  creosoting  oil.  If  too 
viscous  they  may  be  thinned  to  the  desired  degree  of  fluidity  with  a  small 
amount  of  heavy  oil  obtained  from  another  distillation.  In  the  case  of 
low  carbon  tars  distillation  may  be  carried  to  the  formation  of  a  pitch 
residue  and  the  pitch  then  fluxed  with  a  large  amount  of  heavy  tar  dis- 
tillate to  produce  a  creosoting  oil.  Creosoting  oils  containing  residual 
products  may  therefore  be  either  straight  fluid  residues  or  mixtures  of  oils 
and  residues. 

31.    Characteristics  of  Creosoting  Oils 

Function  and  General  Characteristics.  In  the  manufacture  of  creosoted 
wood  block,  creosoting  oils  are  ordinarily  used  in  connection  with  the  im- 
pregnation of  southern  yellow  pine,  Norway  pine,  Douglas  fir,  or  tama- 
rack. The  oils  should  be  sufficiently  fluid  to  manipulate  properly  and  at 
the  temperature  of  impregnation,  somewhat  under  121°  C  (240°  F),  should 
suffer  no  chemical  change  or  decomposition.  They  should  adequately 
waterproof  the  block  when  present  to  the  extent  of  from  14  to  20  lb  per 
mi  ft-  They  should  preferably  be  as  slightly  volatile  as  possible  under  the 
-is  to  which  the  block  is  subjected,  and  when  used  \<>  the  extent 
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for  waterproofing  should  not  ooze  out  of  the  wood  or  bleed  in 
warm  weather.  They  should  in  addition  possess  sufficient  antiseptic  prop- 
erties to  prevent  decay  of  the  wood  from  the  action  of  fungus  or  other 
growth.  Their  permanent  waterproofing  value  is  perhaps  the  most  im- 
portant consideration  in  so  far  as  the  life  of  the  pavement  is  concerned  and 
this  is  of  course  dependent  to  some  extent  upon  their  tendency  to  remain 
in  the  wood  and  not  volatilize. 

Tar  Distillate  Oils  have  been  more  extensively  used  in  the  treatment 
of  wood  block  than  have  the  oils  containing  tar  residues.  A  large  propor- 
tion of  the  distillate  oils  used  in  the  United  States  is  imported  from  Europe. 
They  difTer  in  certain  respects  from  the  average  American  oil.  Considerably 
over  60  000  000  gal  of  creosoting  oils  are  annually  consumed  by  the  United 
States.  The  importation  of  creosoting  oil  to  the  United  States,  as  shown 
by  statistics  of  the  Census  Bureau,  was  as  follows  for  the  fiscal  years  1910 
to  1914  inclusive,  ending  June  30. : 

1910 36  719  782  gal 

1911 46  499  888  gal 

1912 60  819  736  gal 

1913 68997602gal 

1914 f 59  271  677  gal 

The  characteristics  of  typical  domestic  and  foreign  distilled  oils  available 
in  large  quantities,  as  given  by  Forrest  (20b),  are  shown  in  Table  XXIV. 


Table  XXIV.— Distilled  Creosoting  Oils 


Specific  gravity  is .  6°  C  '('60°  F) 

Fhn&  carbon 

Tarry  matter 

Tar  acids 

Solid  naphthalene 

Distillation: 

Distillate  to  170°  C 

Distillate  170°  to  205°  C 

Distillate  205°  to  235°  C 

Distfflate  286°  to  270°  C 

Distillate  270°  to  816°  C 

Residue  above  816°  C 

Character  of  residue 

Insoluble  in  dimethyl  sulphate . 
Paraffin  scale 


Domestic 
1.03 
0.0  % 
1.3 
7.0 


0.42% 
4.50% 
61.95% 
22.01% 
10.99% 
10.13% 

100.00% 

soft 
0.0  % 
0.0  % 


0.70% 
1.60% 
35.20% 
82.60% 
20.00% 
10.00% 

100.00% 

soft 
0.0  % 
0.0  % 


Coke-Oven 
1.09 
0.0  % 
10.0  % 
trace 


1.60< 
2.40' 
19.80 
16.20< 
11.60< 
49.40% 

100.00% 

soft 
0.0  % 
0.0  % 


It  will  be  seen  that  all  of  the  distilled  oils  have  a  gravity  somewhat  greater 
than  one.  They  may  or  may  not  carry  a  high  percentage  of  naphtha- 
lene. Both  naphthalene  and  the  tar  acids  are  quite  volatile  constituents* 
and  from  this  standpoint  are  undesirable  if  present  in  excessive  amounts. 
None  of  the  oils  contains  free  carbon  as  they  are  fractional  distillates.  The 
absence  of  petroleum  products  is  Bhown  by  the  absence  of  paraffin  scale 
and  material  insoluble  in  dimethyl  sulphate.  All  three  oils  yield  but  little 
distillate  below  206°  C  (401°  F).  The  percent  of  residue  above  315°  C 
(509°  F)  is  shown  to  be  much  higher  for  the  coke-oven  tar  oil  than  for  the 
other  two.  This  varies  markedly,  however,  in  different  oils  produced  from 
the  same  tar,  according  to  the  extent  of  the  original  tar  distillation.  For  an 
oil  distilled  from  a  given  tar  the  percent  of  residue  above  315°  C  <o99°  F) 
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usually  increases  with  the  specific  gravity  but  this  is  not  necessarily  so  for 
oils  produced  from  different  tars,  as  shown  by  the  following  analyses  of  a 
coal  tar  distillate  creosote  and  a  water-gas  tar  distillate  creosote  as  given  by- 
Forrest  (206). 

Table  XXV.— Coal  Tar  and  Water-Gas  Tar  Creosote  Oils 


Type 

Specific  gravity  15.6°  C  (60°  F) 

Distillate  to  286°  C 

Distillate  286°  to  315°  C 

Residue  above  316°  C 


Creosoting  Oils  Containing  Tar  Residues  are  almost  invariably  heavier 
than  the  pure  distillate  oils  and  may  usually  be  distinguished  from  the 
former  by  the  presence  of  free  carbon  and  the  production  of  a  hard  pitch 
residue  when  distilled  to  315°  C  (599°  F).  As  an  excessive  amount  of  free 
carbon  tends  to  prevent  proper  impregnation  of  the  wood,  only  low  carbon 
tar  residues  can  be  present  to  any  considerable  extent  in  this  class  of  creosot- 
ing oils.  The  characteristics  of  typical  creosoting  oils  containing  tar  residues 
which  are  available  in  large  quantities,  as  given  by  Forrest  (20a),  are  shown 
in  Table  XXVI. 


Table  XXVL— Creosoting  Oils  Containing  Tar  Residues 


Type 

Specific  gravity  15.5°  C  (60°  F) 

Free  carbon 

Tarry  matter 

Tar  acids 

Distillation: 

Distillate  to  170°  C 

Distillate  170°  to  205°  C 

Distillate  206°  to  235°  C 

Distillate  235°  to  270°  C 

Distillate  270°  to  815°  C 

Residue  above  315°  C 

Character  of  residue 

Insoluble  in  dimethyl  sulphate. 
Paraffin  scale 


From  Coke- 

OvenTar 

1.16 

5.3 

68.0 

trace 


6.90< 
11. 40^ 


72.30% 


100.00% 


hard 

0.0  c> 
0.0 


From  Water- 
Gas  Tar 
1.13 
0.6 
51.0 
0.0 

0.60% 
0.60% 
1.70% 
9.90% 
15.00% 
72.40% 


100.00% 


hard 
0.0  £ 

7© 


o.o  <£ 


As  compared  with  the  distillate  creosoting  oils  it  will  be  noted  that  those 
containing  tar  residues  are  much  less  volatile.  Owing  to  the  presence 
of  tar  residue  they  are  better  waterproofing  agents  but  more  likely  to 
bleed  and  produce  a  sticky  surface  in  warm  weather.  All  of  the  creosot- 
ing oils  produced  from  tars  have  been  found  to  be  sufficiently  antiseptic 
to  prevent  decay.  There  has  been  considerable  prejudice  on  the  part 
of  engineers  in  favor  of  distillate  oils  which  produce  a  cleaner  and  more 
attractive  block  than  do  those  containing  tar  residues.  As  the  latter  are 
~My  cheaper,  however,  and  offer  certain  advantages  from  the 
of  durability  and  protection  of  the  block  from  expansion  caused 
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by  indue  water  absorption,  their  rapidly  increasing  use  is  apparently 
assuied. 

TESTING  BITUMINOUS  MATERIALS 

32.    Conditions  Governing  Testing 

Standard  Methods.  The  testing  of  bituminous  materials  for  use  in  high- 
way engineering  dates  back  to  the  early  days  of  the  sheet-asphalt  paving 
industry.  The  original  tests  applied  were  a  few  crude  physical  tests  which, 
while  reasonably  satisfactory  for  those  experienced  in  the  use  of  the  then 
limited  number  of  available  materials,  were  not  based  upon  sound  scientific 
principles.  The  gradual  increase  in  the  number  of  materials  available  for 
highway  engineering,  the  widely  varying  characteristics  of  different  types 
and  grades  of  these  materials,  and  the  many  methods  of  treatment  and 
construction  in  common  use  have  necessitated  an  improvement  and  expan- 
sion of  the  older  tests.  A  number  of  physical  and  chemical  tests  are  now 
in  use  and  much  work  has  been  done  by  chemists  and  engineers  towards 
the  standardization  of  the  methods  involved.  More  complete  standardi- 
sation is  needed,  however,  in  order  to  correlate  and  properly  interpret  the 
results  of  tests  obtained  by  different  laboratories  and  investigators.  The 
methods  described  in  this  chapter  are  mainly  limited  to  those  in  general, 
use.  Methods  of  chemical  analysis  which  are  not  ordinarily  used  in  routine 
testing  have  not  been  included.  Most  of  the  tests  given  are  physical 
rather  than  purely  chemical  and  are  commonly  indicated  in  specifications 
for  bituminous  materials. 

Representative  Samples.  In  order  that  tests  shall  truly  show  the  char- 
acteristics of  a  large  bulk  of  material  it  is,  of  course,  necessary  that  each 
test  shall  be  made  upon  a  representative  sample.  Methods  of  obtaining 
such  samples  under  different  conditions  are  treated  under  Art  53.  It  may 
sometimes  happen,  however,  that  a  sample  received  at  the  laboratory  lacks 
uniformity  due  to  segregation  of  the  constituents  during  shipment  or  stor- 
age of  the  sample.  This  is  particularly  true  of  the  more  fluid  bituminous 
materials  which  contain  a  considerable  amount  of  impurities.  In  any 
event,  thoro  mixing  of  the  sample  is  advisable  before  taking  a  portion  for 
examination.  Mixing  frequently  involves  heating  the  material,  in  which 
case  special  care  should  be  exercised  to  prevent  loss  of  the  lighter  constit- 
uents by  volatilization  and  consequent  changes  in  certain  characteristics. 
The  same  care  should  be  exercised  when  the  sample  contains  water  and 
it  becomes  necessary  to  remove  the  water  or  dry  the  sample  before  making 
a  test.  The  proper  method  of  drying  will  depend  to  a  great  extent  upon 
the  nature  of  the  material  under  examination.  Evaporation  of  the  water 
by  placing  the  sample  in  an  oven,  distillation,  application  of  a  partial 
vacuum,  desiccation  over  sulphuric  acid,  or  other  hygroscopic  medium, 
natural  gravimetric  separation,  and  centrifuging  are  the  methods  most 
commonly  employed  for  drying  samples.  After  receiving  a  representative 
sample,  care  must  be  taken  that  it  does  not  suffer  change  during  the  nec- 
essary manipulation  prior  to  making  an  actual  test. 

Normal  Temperature.  As  bituminous  materials  are  often  appreciably 
affected  by  very  slight  variations  in  temperature,  the  exact  temperature 
at  which  a  test  is  to  be  made  is  often  specified.  Normal  temperature  as 
applied  to  laboratory  tests  is  taken  at  25°  C  (77°  F),  which  is  considered 
as  about  average  room  temperature.  Certain  physical  tests  are  almost 
invariably  made  at  exactly  25°  C  (77°  F)  and,  whenever  the  exact  tem- 
perature of  a  test  is  not  specified,  it  is  understood  that  the  temperature  at 
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which  it  is  to  be  made  should  preferably  be  at  or  near  normal  temperature, 
altho  absolute  regulation  may  not  be  necessary.  The  results  of  chemical 
tests  are  not  so  markedly  affected  by  slight  temperature  changes  as  are  the 
physical  tests. 

83.    Specific  Gravity 

Basis  of  Determination.  The  specific  gravity  of  most  bituminous  mate- 
rials used  in  highway  engineering  is  based  upon  the  relative  weights  of 
equal  volumes  of  the  bituminous  material  and  water  at  normal  tempera- 
ture and  is  usually  [expressed  as  Specific  Gravity  25°/25°  C  (77°/77^  F). 
As  the  weight  of  a  given  volume  of  almost  every  material  varies  at  different 
temperatures,  the  temperature  basis  of  comparison  should  always  be  indi- 
cated for  very  accurate  work.  A  few  bituminous  materials,  such  as  certain 
tar  distillates,  separate  solid  material,  mostly  naphthalene  at  25°  C  (77°  F), 
and  as  this  makes  it  difficult  to  determine  the  specific  gravity  at  that  tem- 
perature, the  determination  is  made  at  a  temperature  sufficiently  high  to 
insure  complete  fluidity.  When  this  is  done  water  at  the  same  temperature 
or  at  25°  C  (77°  F)  may  be  taken  as  unity.  In  either  case  the  basis  of 
comparison  should  be  indicated.  Thus,  if  the  weight  of  a  given  volume  of 
the  material  is  obtained  at  X°  C  and  compared  with  water  at  25°  C  (77°  F), 
the  basis  of  comparison  should  be  expressed  as  follows:  Specific  Gravity 
X°  C  /  25°  C.  An  older  temperature  basis  of  comparison,  which  is 
still  used  to  a  considerable  extent  by  manufacturers  and  also  by  the  United 
States  Government  in  the  calibration  of  the  volume  of  tank  cars  and  other 
containers,  is  15.5°  C  (60°  F).  If  the  coefficient  of  expansion  of  the  material 
is  known  and  the  specific  gravity  basis  of  comparison  is  given,  it  is  very 
easy  to  translate  any  given  determination  to  terms  of  another  basis  of 
comparison  (see  Art.  34).  Such  a  method  is  commonly  employed  by 
manufacturers  who,  for  the  sake  of  simplicity  and  rapidity,  prefer  to  make 
use  of  a  hydrometer  in  the  case  of  many  materials  which  have  to  be  first 
rendered  more  fluid  by  the  application  of  heat.  In  reporting  the  specific 
gravity  of  fluid  bituminous  materials  it  is  not  uncommon  to  express  results 
to  four  places  to  the  right  Of  the  decimal  point.  Three  decimal  places  are 
usually  reported  in  the  case  of  semisolid  and  solid  materials,  owing  to  the 
fact  that  the  limit  of  accuracy  is  exceeded  beyond  this  point. 

Hydrometer  Method.  Where  a  sufficient  quantity  of  material  is  avail- 
able the  specific  gravity  of  thin  fluid  bituminous  materials  may  be  con- 
veniently determined  by  means  of  a  hydrometer.  The  Baum6  scale  for 
liquids  lighter  than  water  is  commonly  used  by  petroleum  refiners  and 
many  oil  products  are  sold  upon  a  Baume"  degree  basis.  A  double  scale 
hydrometer  graduated  for  both  direct  specific  gravity  and  degrees  Baumfi 
is  therefore  most  convenient.  Such  hydrometers  may  be  obtained  in  sets, 
each  individual  instrument  being  scaled  for  direct  gravity  between  the 
limits  of  one  or  two  units  in  the  first  place  to  the  right  of  the  decimal.  When 
double  scale  hydrometers  are  not  available,  the  results  obtained  by  one 
scale  may  be  transposed  to  the  other  by  one  of  the  following  formulas: 

140  0  140 

LIQUIDS  LIGHTER  THAN  WATER:      8P.    OR.    —  « nn   ,    -      Or   °B« 130 

130 +  °B  SP.  GR. 

LIQUIDS  HEAVIER  THAN  WATER:      8P.   OR.    ■*  — r= —    Or   °B  «  146  — 


145  —  °B  SP.  GR. 

It  will  be  seen  from  these  formulas  that  the  same  degree  Baume"  for  the 
tT  -es  not  indicate  the  same  specific  gravity.     Thus  in  the  scale 
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for  liquids  tighter  than  water,  10°  B  equal  1.000  specific  gravity,  while  in 
the  scale  for  liquids  heavier  than  water  0°  B  equals  1.000  specific  gravity 
and  10*  B  equal  1.0741  specific  gravity.  Most  hydrometers  are  based  upon 
the  specific  gravity  at  15.5°/15.5°  C.  If  the  material  tested  is  at  25°  C 
it  is  evident  that,  without  taking  into  account  the  coefficient  of  expansion 
of  the  hydrometer  itself,  the  actual  basis  of  comparison  is  then  25°/l5.5°  C. 
For  all  practical  purposes  this  may  be  converted  to  the  25°/25°  C  basis  by 
multiplying  the  reading  obtained  by  the  factor  1.002  which  corrects  for  the 
decrease  in  weight  of  a  unit  volume  of  water  raised  from  15.5°  to  25°  C. 
Thus:  §p.  Gr.  25°/25°  C  -  Sp.  Gr.  25°/15.5°  C  X  1.002.  If  the  specific 
gravity  is  obtained  at  a  considerably  elevated  temperature  the  coefficient 
of  expansion  of  the  hydrometer  itself  should  be  properly  taken  into  account 
as  well  as  that  of  water  and  the  material  examined.  As  the  average 
hydrometer  measures  from  10  to  14  in  in  length,  a  cylindrical  glass  vessel  or 
hydrometer  jar  about  14  in  high  and  2  in  diameter  makes  a  convenient 
receptacle  for  the  material  examined.  When  making  the  determination  the 
material  should  first  be  brought  to  the  desired  temperature  and  the  proper 
hydrometer  then  inserted.  In  case  the  hydrometer  sinks  slowly,  owing  to 
the  viscosity  of  the  material,  it  should  be  given  sufficient  time  to  come  to 
a  definite  resting  point,  and  this  point  should  be  checked  by  raising  the 
hydrometer  and  allowing  it  to  sink  a  second  time.  The  hydrometer  should 
never  be  pushed  below  the  point  at  which  it  naturally  comes  to  rest  until 
the  last  reading  has  been  made  where  the  miniscus  of  the  liquid  cuts  the 
scale.  It  may  then  be  pushed  below  the  reading  for  a  distance  of  three 
or  four  of  the  small  divisions  of  the  Bcale,  whereupon  it  should  immediately 
begin  to  rise.  If  it  fails  to  do  so,  the  material  is  too  viscous  for  the 
hydrometer  method,  and  another  method  should  be  employed.  Tables 
XXVII  and  XXVIII  give  the  specific  gravity  equivalents  of  Baume  degrees 
for  liquids  lighter  than  water  and  liquids  heavier  than  water. 
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Degrees  Baume  for  Liquids  Lighter  than  Water 

Degrees 

Tenths 

i  op  Degrees  Baum£ 

Baume 

0 

1 

2 

3 

4 

5 

6 

7 

8 

9 

10 

1.0000 

0.9998 

0.9986 

0.9979 

0.9972 

0.9964 

0.9967 

0.9950 

0.9943 

0.9936 

11 

.9929 

.9922 

.9915 

.9908 

.9901 

.9894 

.9887 

.9880 

.9873 

.9866 

12 

.9859 

.9852 

.9845 

.9888 

.9831 

.9825 

.9818 

.9811 

.9804 

.9797 

13 

.9790 

.9783 

.9777 

.9770 

.9763 

.9756 

.9749 

.9742 

.9736 

.9729 

14 

.9722 

.9715 

.9709 

.9702 

.9695 

.9689 

.9682 

.9675 

.9669 

.9662 

15 

.9656 

.9649 

.9642 

.9635 

.9629 

.9622 

.9616 

.9609 

.9602 

.9596 

16 

.9589 

.9582 

.9676 

.9569 

.9563 

.9556 

.9550 

.9548 

.9537 

.9580 

17 

.9524 

.9518 

.9511 

.9504 

.9498 

.9492 

.9485 

.9479 

.9472 

.9466 

18 

.9469 

.9453 

.9447 

.9440 

.9434 

.9428 

.9421 

.9415 

.9409 

.9402 

19 

.9896 

.9890 

.9888 

.9877 

.9371 

.9365 

.9358 

.9352 

.9346 

.9340 

20 

.9383 

.9327 

.9321 

.9315 

.9308 

.9302 

.9296 

.9290 

.9284 

.9278 

21 

.9272 

.9265 

.9259 

.9258 

.9247 

.9241 

.9235 

.9229 

.9223 

.9217 

22 

.9211 

.9204 

.9198 

.9192 

.9186 

.9180 

.9174 

.9168 

.9162 

.9156 

23 

.9150 

.9144 

.9138 

.9132 

.9126 

.9121 

.9115 

.9109 

.9103 

.9097 

24 

.9091 

.9085 

.9079 

.9073 

.9067 

.9061 

.9056 

.9050 

.9044 

.9038 

25 

.9032 

.9026 

.9021 

.9015 

.9009 

.9003 

.8997 

.8992 

.8986 

.8980 

20 

.8974 

.8969 

.8963 

.8957 

.8951 

.8946 

.8940 

.8934 

.8929 

.8923 

27 

.8917 

.8912 

.8906 

.8900 

.8895 

.8889 

.8883 

.8878 

.8872 

.8866 

28 

.8861 

.8866 

.8850 

.8844 

.8838 

.8833 

.8827 

.8822 

.8816 

Qttll 

■ 

29 

.8805 

.8799 

.8794 

.8788 

.8783 

.8778 

.8772 

.8766 

.8761 
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Degrees  Baume  for  Liquids  Lighter  than  Water — Continued 


Degrees 

i 

Tenths 

of  Degrees  Baumb 

Baume 

0 

1 

2 

3 

4 

5 

6 

7 

8 

9 

80 

0.8750 

0.8746 

0.8739 

0.8734 

0.8728 

0.8723 

0.8717 

0.8712 

0.8707 

0.8701 

81 

.8696 

.8690 

.8685 

.8680 

.8674 

.8669 

.8663 

.8668 

.8653 

.8647 

82 

.8642 

.8637 

.8631 

.8626 

.8621 

.8616 

.8610 

.8605 

.8600 

.8694 

83 

.8589 

.8584 

.8579 

.8573 

.8568 

.8563 

.8568 

.8652 

.8547 

.8644 

34 

.8537 

.8531 

.8526 

.8521 

.8516 

.8511 

.8506 

.8500 

.8495 

.8490 

35 

.8485 

.8480 

.8475 

.8469 

.8464 

.8459 

.8454 

.8449 

.8444 

.8439 

36 

.8434 

.8429 

.8424 

.8419 

.8418 

.8408 

.8408 

.8398 

.8393 

.8888 

37 

.8383 

.8378 

.8373 

.8368 

.8363 

.8358 

.8353 

.8348 

.8343 

.8888 

38 

.8333 

.8328 

.8323 

.8318 

.8314 

.8309 

.8804 

.8299 

.8294 

.8289 

39 

.8284 

.8279 

.8274 

.8269 

.8264 

.8260 

.8255 

.8250 

.8245 

.8240 

40 

.8235 

.8230 

.8226 

.8221 

.8216 

.8211 

.8206 

.8202 

.8197 

.8192 

"A ■•■•■■•■ 

.8187 

.8182 

.8178 

.8173 

.8168 

.8163 

.8159 

.8154 

.8149 

.8144 

42 

.8140 

.8135 

.8130 

.8125 

.8121 

.8116 

.8111 

.8107 

.8102 

.8097 

43 

.8092 

.8088 

.8083 

.8079 

.8074 

.8069 

.8066 

.8060 

.8055 

.8051 

44 

.8046 

.8041 

.8087 

.8032 

.8028 

.8028 

.8018 

.8014 

.8009 

.8005 

45 

.8000 

.7996 

.7991 

.7986 

.7982 

.7977 

.7973 

.7968 

.7964 

.7969 

46 

.7955 

.7950 

.7946 

.7941 

.7937 

.7932 

.7928 

.7928 

.7919 

.7914 

47 

.7910 

.7905 

.7901 

.7896 

.7892 

.7887 

.7883 

.7878 

.7874 

.7870 

48 

.7865 

.7861 

.7866 

.7852 

.7848 

.7843 

.7889 

.7884 

.7830 

.7826 

49 

.7821 

.7817 

.7812 

.7808 

.7804 

.7799 

.7795 

.7791 

.7786 

.7782 

50 

.7778 

.7773 

.7769 

.7765 

.7761 

.7756 

.7762 

.7748 

.7748 

.7789 

51 

.7735 

.7781 

.7726 

.7722 

.7718 

.7714 

.7709 

.7705 

.7701 

.7697 

52 

.7692 

.7688 

.7684 

.7680 

.7675 

.7671 

.7667 

.7668 

.7669 

.7654 

53 

.7650 

.7646 

.7642 

.7638 

.7634 

.7630 

.7625 

.7621 

.7617 

.7618 

64 

.7609 

.7605 

.7600 

.7596 

.7592 

.7588 

.7584 

.7580 

.7576 

.7572 

55 

.7568 

.7564 

.7569 

.7555 

.7551 

.7547 

.7643 

.7589 

.7686 

.7581 

56 

.7527 

.7623 

.7519 

.7516 

.7611 

.7507 

.7503 

.7499 

.7495 

.7491 

57 

.7487 

.7483 

.7479 

.7475 

.7471 

.7467 

.7463 

.7459 

.7455 

.7451 

58 

.7447 

.7443 

.7439 

.7435 

.7431 

.7427 

.7428 

.7419 

.7416 

.7411 

69 

.7407 

.7403 

.7400 

.7396 

.7392 

.7388 

.7384 

.7880 

.7876 

.7872 

60 

.7368 

.7365 

.7361 

.7357 

.7353 

.7349 

.7845 

.7841 

.7388 

.7834 

61 

.7330 

.7326 

.7322 

.7318 

.7315 

.7311 

.7307 

.7808 

.7299 

.7296 

62 

.7292 

.7288 

.7284 

.7280 

.7277 

.7273 

.7269 

.7266 

.'7261 

.7258 

63 

.7254 

.7260 

.7246 

.7243 

.7239 

.7235 

.7231 

.7228 

.7224 

.7220 

64 

.7216 

.7218 

.7209 

.7206 

.7202 

.7198 

.7194 

.7191 

.7187 

.7189 

65 

.7179 

.7176 

.7172 

.7168 

.7165 

.7161 

.7157 

.7154 

.7150 

.7147 

66 

.7148 

.7139 

.7136 

.7132 

.7128 

.7125 

.7121 

.7117 

.7114 

.7110 

67 

.7107 

.7108 

.7099 

.7096 

.7092 

.7089 

.7086 

.7081 

.7078 

.7074 

68 

.7071 

.7067 

.7064 

.7060 

.7056 

.7053 

.7049 

.7046 

.7042 

.7089 

69 

.7035 

.7032 

.7028 

.7025 

.7021 

.7018 

.7014 

.7011 

.7007 

.7004 

70 

.7000 

.6997 

.6998 

.6990 

.6986 

.6983 

.6979 

.6976 

.6972 

.6969 

71 

.6965 

.6962 

.6958 

.6955 

.6951 

.6948 

.6944 

.6941 

.6938 

.6984 

72 

.6931 

.6927 

.6924 

.6920 

.6917 

6914 

.6910 

.6907 

.6903 

.6900 

18 

.68S7 

.6893 

.6890 

.6886 

.6883 

.6880 

.6876 

.6873 

.6869 

.6866 

74 

.68C8 

.6859 

.6856 

.6853 

.6849 

6&46 

.6848 

.6839 

.6886 

.6888 

75 

.6829 

.6826 

.6823 

.6819 

.6816 

.6818 

.6809 

.6806 

.6803 

.6799 

76 

.6796 

.6793 

.6790 

.6786 

.6783 

.6780 

.6776 

.6773 

.6770 

.6767 

77 

.6763 

.6760 

.6757 

.6753 

.6750 

.6747 

.6744 

.6741 

.6787 

.6784 

78 

.6731 

.6728 

.6724 

.6721 

.6718 

.6715 

.6711 

.6708 

.6706 

.6702 

79 

.6699 

.6695 

.6692 

.6689 

.6686 

.6683 

.6679 

.6676 

.6673 

.6670 

80 

.6667 

.6663 

.6660 

.6657 

.6654 

.6651 

.6648 

.6645 

.6641 

.6688 

81 

.6635 

.6632 

.6629 

.6626 

.6623 

.6619 

.6616 

.6613 

.6610 

.6607 

82 

.6604 

.6601 

.6598 

.6594 

.6591 

.6588 

.6686 

.6582 

.6679 

.6676 

83 

.6673 

.6670 

.6567 

.6564 

.6560 

.6667 

.6564 

.6561 

.6548 

.6546 

84 

.6542 

.6539 

.6536 

.6533 

.6530 

.6627 

.6524 

.6621 

.6518 

.6515 

85 

.6512 

.6509 

.6506 

.6508 

.6500 

.6497 

.6494 

.6490 

.6487 

.6484 

86 

.6482 

.6479 

.6476 

.6478 

.6470 

.6467 

.6464 

.6461 

.6458 

.6465 

.6452 

.6449 

.6446 

.6443 

.6440 

.6437 

.6434 

.6431 

.6428 

.6425 

.6422 

.6419 

.6416 

.6418 

.6410 

.6407 

.6404 

.6401 

.6899 

.6896 

• 

.6898 

.6890 

.6387 

.6884 

.6881 

.6378 

.6875 

.6872 

.6869 

.6867 
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Table  XXVII.— Continued 


Degrees 

Tenths 

op  Degrees  Baume 

Baun6 

0 

1 

2 

3 

4 

5 

6 

7 

8 

9 

90 

0.6364 

0.6361 

0.6358 

0.6355 

0.6352 

0.6349 

0.6346 

0.6343 

0.6341 

0.6338 

91 

.6336 

.6332 

.6329 

.6326 

.6323 

.6321 

.6318 

.6315 

.6312 

.6309 

92 

.6306 

.6308 

.6301 

.6298 

.6295 

.6292 

.6289 

.8286 

.6284 

.6281 

93 

.6278 

.6275 

.6272 

.6270 

.6267 

.6264 

.6261 

.6258 

.6256 

.6253 

94 

.6260 

.6247 

.6244 

.6242 

.6239 

.6236 

.6233 

.6231 

.6228 

.6225 

95 

.6222 

.6219 

.6217 

.6214 

.6211 

.6208 

.6206 

.6208 

.6200 

.6197 

96 

.6196 

.6192 

.6189 

.6186 

.6184 

.6181 

.6178 

.6176 

.6173 

.6170 

97 

.6167 

.6166 

.6162 

.6159 

.6167 

.6154 

.6151 

.6148 

.6146 

.6143 

98 

.6140 

.6138 

.6185 

.6182 

.6130 

.6127 

.6124 

.6122 

.6119 

.6116 

99. 

.6114 

.6111 

.6108 

.6106 

.6103 

.6100 

.6098 

.6095 

.6092 

.6090 

100 

.6087 

Table  XXVIIL— Specific  Gravities  at 


60° 
60° 


\15.56°    / 


CI  Corresponding  to 


Degrees  Baume  for  Liquids  Heavier  than  Water 


Baum6 


0 

1 

2 

3 

4. 

5. 

6. 

7 

8. 

9 
10 
11 
12 
13 
14. 
15. 
16. 
17. 
18. 
19. 
20. 
21. 
22 
23. 
24. 
25. 
26. 
27. 
28. 
29. 
30. 
81. 


34 
36 

36 

37 


Tenths  op  Degrees  Baume 


.0000 
0069 
.0140 
0211 
.0284 
.0357 
.0432 
0507 
.0584 
.0662 
.0741 
.0821 
.0902 
.0985 
.1069 
.1154 
.1240 
.1328 
.1417 
.1508 
.1600 
.1694 
.1789 
.1885 
.1983 
.2083 
.2185 
.2288 
.2893 
.2500 
.2609 
.2719 
.2882 
.2946 
.3068 
.8182 
.8803 
.3426 


1.0007 
1.0076 
1.0147 
1.0218 
1.0291 
1.0365 
1.0439 
1.0515 
1.0592 
1.0670 
1  0749 
1.0829 
1.0910 
1.0993 
1.1077 
1.1162 
1249 
1337 
1426 
1617 
1609 
1703 
1.1798 
1.1896 
1.1993 
1 .2093 
1 .2195 
1.2299 
1.2404 
2511 
2620 
2730 
2843 
2958 
1.3075 
1.8194 
1.8815 
1.3438 


1.0014 
1.0083 
1.0154 
1.0226 
1.0298 
1.0372 
1.0447 
1.0522 
1.0599 
1.0678 
1.0757 
1.0837 
1.0919 
1.1002 
1.1086 
1.1171 
1.1258 
1.1346 
1.1435 
1.1526 
1.1619 
1.1712 
1.1808 
1.1905 
1.2003 
1.2104 
1.2205 
1.2809 
1.2414 
1 .2522 
1.2631 
1 .2742 
1 .2855 
1 .2970 
1 .3087 
1.8206 
1.3327 
1.3451 


.0021 
.0090 
.0161 
.0233 
.0306 
.0379 
.0454 
.0530 
.0607 
.0685 
.0765 
.0845 
.0927 
.1010 
.1094 
.1180 
.1267 
.1355 
.1444 
.1535 
.1628 
.1722 
.1817 
.1915 
.2013 
.2114 
.2216 
.2319 
.2425 
.2532 
.2642 
.2753 
.2866 
.2981 
.3098 
.3218 
.3339 
.3463 


1.0028 
1.0097 
1.0168 
1.0240 
1.0313 
1.0387 
1.0462 
1.0538 
1.0615 
1.0693 
1.0773 
1.0853 
1.0935 
1.1018 
1.1103 
1.1188 
1.1275 
1.1364 
1.1453 
1.1545 
1.1637 
1.1731 
1.1827 
1.1924 
1.2023 


2124 
2226 
2330 
2436 
2543 
2653 
2764 
1.2877 
1.2993 
1.3110 
1.3230 
1.3352 
1.3476 


1.0035 
1.0105 
1.0176 
1.0247 
1.0320 
1.0394 
1.0469 
1.0545 
1.0623 
1.0701 
1.0781 
1.0861 
1.0944 
1.1027 
1.1111 
1.1197 
1.1284 
1.1373 
1.1462 
1.1554 
1.1647 
1.1741 
1.1837 
1.1934 
1 ,2033 
1.2134 
1.2236 
1 .2340 
1.2447 
1.2554 
1.2664 
1.2775 
1.2889 
1.3004 
1.3122 
1.3242 
1.3364 
1.3488 


1.0042 
1.0112 
1.0183 
1.0255 
1.0328 
1.0402 
1.0477 
1.0553 
1.0630 
1.0709 
1.0739 
1.087C 
1.0952 
1.1035 
1.1120 
1.1206 
1.1293 
1.1381 
1.1472 
1.1563 
1.1656 
1.1750 
1.1846 
1.1944 
1.2043 
1.2144 
1.2247 
1 .2351 
1.2457 
1.2565 
1.2675 
1.2787 
1.2900 
1.3016 
1.3134 
1.3254 
1 .3376 
1.3501 


.0049 
.0119 
.0190 
.0262 
.0335 
.0409 
0484 
0561 
0638 
0717 
0797 
0878 
096C 
1043 
.1128 
1214 
.1302 
1390 
1481 
.1572 
.1666 
.1760 
.1856 
.1954 
.2053 
.2154 
.2257 
.2361 
.2468 
.2576 
.2686 
.2798 
.2912 
.3028 
.3146 
.3266 
.3389 
.3514 


8 


.0055 
.0126 
.0197 
.0269 
.0342 
.0417 
.0492 
.0569 
.0646 
.0725 
.0806 
.0886 
.0968 
.1052 
.1137 
.1223 
.1310 
.1399 
.1490 
.1581 
.1675 
.1769 
.1£66 
.1964 
.2063 
.2164 
.2267 
.2372 
.2478 
.2587 
.2697 
.2809 
.2923 
.3040 
.3158 
.3278 
.3401 
.3526 


.0062 
.0133 
.0204 
.0276 
.0350 
.0424 
.0500 
.0576 
.06E4 
.0733 
.0813 
.0894 
.0977 
.1060 
.1145 
.1232 
.1319 
.1408 
.1499 
.1591 
.1684 
.1779 
.1876 
.1974 
.2073 
.2175 
.2278 
.2383 
.2489 
.2598 
.2708 
.2821 
.2935 
.3051 
.3170 
.3291 
.3414 
.3539 
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Table  XXVIII.— Continued 


Baumt 


38 
39 
40 
41 
42 
43 
44 
45 
4G 
47 
48 
40 
50 
61 
62 
63 
54 
53 
5G 
57 
C3 
59 
60 
61 
62 
63 
64 
65 
66 
67 
68 
69 
70 


Tenths  op  Degrees  Baumb 


.3651 
.8679 
.3810 
.8942 
.4078 
.4216 
.4366 
.4500 
.4646 
.4796 
.4948 
.6104 
.6263 
.5426 
.6691 
.5761 
.6934 
.6111 
.6292 
.6477 
.6667 
.6860 
.7059 
.7262 
.7470 
.7688 
.7901 
.8125 
.8364 
.8590 
.8831 
.9079 
.9333 


1.3564 
1.3692 
1.3823 
1.3966 
1.4091 
1.4230 
1.4371 
1.4515 
1.4661 
1.4811 
1.4964 
1.6120 
1.6279 
1.5442 
1.5608 
1.6778 
1.6952 
1.6129 
1.6310 
1.6496 
1.6686 
1.6880 
1.7079 
1.7282 
1.7491 
1.7705 
1.7924 
1.8148 
1.8378 
1.8614 
1.8856 
1.9104 


1.3577 
1.3705 
1.8836 
1.3969 
1.4105 
1.4244 
1.4385 
1.4529 
1.4676 
1.4826 
1.4979 
1.5136 
1.5295 
1.5458 
1.5625 
1.5796 
1.5969 
1.6147 
1.6329 
1.6616 
1.6706 
1.6900 
1.7099 
1.7808 
1.7512 
1.7726 
1.7946 
1.8170 
1.8401 
1.8638 
1.8880 
1.9129 


3 


1.8590 
1.3718 
1.3849 
1.3983 
1.4119 
1.4258 
1.4399 
1.4544 
1.4691 
1.4841 
1.4996 
1.6152 
1.6312 
1.6475 
1.5642 
1.6812 
1.6987 
1.6166 
1.6347 
1.6534 
1.6724 
1.6919 
1.7119 
1.7324 
1.7533 
1.7748 
1.7968 
1.8193 
1.8424 
1.8662 
1.8905 
1.9156 


1.8602 
1.3731 
1.3862 
1.8996 
1.4133 
1.4272 
1.4414 
1.4558 
1.4706 
1.4857 
1.5010 
1.5167 
1.6328 
1.5491 
1.6659 
1.6830 
1.6004 
1.6183 
1.6366 
1.6553 
1.6744 
1.6989 
1.7139 
1.7344 
1.7554 
1.7770 
1.7990 
1.8216 
1.8448 
1.8686 
1.8930 
1.9180 


1 .8615 
1.8744 
1.8876 
1.4010 
1 .4146 
1.4286 
1.4428 
1.4573 
1.4721 
1.4872 
1.6026 
1.6183 
1.6844 
1.5608 
1.6676 
1.6847 
1.6022 
1.6201 
1.6384 
1.6572 
1.6763 
1.6969 
1.7160 
1.7865 
1.7576 
1.7792 
1.8012 
1.8239 
1.8471 
1.8710 
1.8954 
1.9205 


6 


1.3628 
1.3767 
1.8889 
1.4023 
1.4160 
1.4300 
1.4442 
1.4588 
1.4736 
1.4887 
1.6041 
1.5199 
1.6360 
1.6525 
1.6693 
1.5865 
1.6040 
1.6219 
1.6403 
1.6591 
1.6782 
1.6979 
1.7180 
1.7386 
1.7597 
1.7814 
1.8035 
1.8262 
1.8495 
1.8734 
1.8979 
1.9231 


1.8641 
1.8770 
1.8902 
1.4037 
1.4174 
1.4314 
1.4457 
1.4602 
1.4751 
1.4902 
1.5057 
1.6215 
1.6876 
1.5541 
1.5710 
1.6882 
1.6058 
1.6237 
1.6421 
1.6610 
1.6802 
1.6999 
1.7200 
1.7407 
1.7618 
1.7836 
1.8057 
1.8285 
1.8519 
1.8768 
1.9004 
1.9256 


8 


.8653 
.3788 
.8916 
.4060 
.4188 
.4328 
.4471 
.4617 
.4766 
.4918 
.5073 
.5231 
.5893 
.6558 
.5727 
.6899 
.6076 
.6266 
.6440 
.6629 
.6821 
.7019 
.7221 
.7428 
.7640 
.7868 
.8080 
.8808 
.8642 
.8782 
.9029 
.9282 


9 


3666 
3796 
3929 
4064 


4342 
4486 
4632 
4781 


.6088 
6247 
6409 
6675 
6744 
6917 
6093 
6274 
6469 
6648 
6841 
7039 
7241 
7449 
7661 
7879 
8102 
8331 
8666 
8807 
9054 
9808 
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A  Westphal  Balance  (see  Fig.  21)  is  convenient  for  quickly  determining 
the  specific  gravity  of  comparatively  small  quantities  of  fluid  bituminous 

materials,  particularly  fluid  distillates.  By  using 
a  vertical  cylindrical  container  about  %  in  diam- 
eter, it  may  be  possible  to  use  this  instrument 
with  as  little  as  15  cu  cm  of  material.  The 
determination  is  made  by  balancing  a  plum- 
met in  the  liquid,  the  scale  of  the  balance  and 
the  weights  used  being  so  designed  as  to  give 
direct  specific  gravity  readings.  The  Westphal 
balance  is  usually  calibrated  for  15.5°/15.5°  C  de- 
terminations and  the  results  obtained  are  subject 
to    the    same    corrections    as    noted    under    the 

HYDROMETER   METHOD. 

Sprengle  Tube.     For  determining  the  specific 

— ri+v  of  very  small  quantities  of  fluid  materials  the  Sprengle  or  Nicholls 

ich  is  really  a  very  small  specially  shaped  pycnometer,  is  well 


Czh 


Fig.  21.  Westphal  Balance 
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Fig.  22.  Spe- 
cific Gravity 
Tube 


adapted.  These  instruments  may  be  made  with  a  capacity  as  low  as  0.5 
cu  cm.  The  tube  may  be  shaped  as  shown  in  Fig.  22,  and  may  be  con- 
veniently suspended  by  a  wire  above  the  pan  of  an  analytical  balance. 
One  arm  of  the  tube  is  drawn  out  to  a  fine  capillary  opening. 
The  other  arm  is  somewhat  larger  but  open  and  carries  a 
mark  to  which  the  instrument  is  filled  by  sucking  in  the  ma- 
terial thru  the  smaller  arm.  Any  excess  beyond  the  mark 
may  be  removed  by  means  of  a  small  piece  of  blotting  paper. 
The  instrument  is  first  weighed  empty,  then  filled  to  the 
mark  with  water  at  25°  C  (77°  F)  and  again  weighed.  It  is 
then  emptied,  thoroly  dried  and  filled  to  the  mark  with  the 
material  under  examination.  The  weight  of  material  divided 
by  the  weight  of  water  gives  the  specific  gravity. 

Pycnometer  Methods.  A  pycnometer  may  be  satisfactorily  used  for 
determining  the  specific  gravity  of  both  fluid  and  semisolid  bituminous 
materials.  One  of  special  design  such  as  shown  in  Fig.  23  is  most  con- 
venient for  general  use  as  the  ordinary  narrow  neck  pycnometer  is  not 
well  adapted  for  the  viscous,  fluid  and  semisolid  products.  This  instru- 
ment and  its  method  of  use,  substantially  as  described  by  Hubbard  and 
Reeve  (25b)  and  recommended  by  the  Spec.  Com.  Mat.  Road  Cons.,  Am. 
Soc.  C.  E.  (13),  is  as  follows:  The  pycnometer  consists  of  a  fairly  heavy 
straight-walled  glass  tube,  70  mm  long  and  22  mm  in  diameter, 
ground  to  receive  a  solid  glass  stopper  with  a  hole  1.6 -mm  bore  in 
place  of  the  usual  capillary  opening.  The  lower  part  of  this 
stopper  is  made  concave  in  order  to  allow  all  air  bubbles  to  escape 
thru  the  bore.  The  depth  of  the  cup-shaped  depression  is  4.8  mm 
at  the  center.  The  stoppered  tube  has  a  capacity  of  about  24  cu 
cm  and  when  empty  weighs  about  28  g.  Its  principal  advantages 
are  (1)  that  any  desired  amount  of  bituminous  materials  may  be 
poured  in  without  touching  the  sides  above  the  level  desired;  (2)  it 

is  easily  cleaned;  (3)  on  account  of  the  1.6-mm  bore,  the  stopper 

Yw.  23.  can  be  more  easily  inserted  when  the  tube  is  filled  with  a  very  vis- 
Hubbard  cous  oil  than  if  it  contained  a  capillary  opening.  When  work- 
Pvcno-  m8  with  semisolid  bituminous  materials  which  are  too  soft  to 
be  broken  and  handled  in  fragments,  the  following  method  of 
determining  their  specific  gravity  has  been  employed  with  good 
The  clean,  dry  pycnometer  is  first  weighed  empty  and  this  weight  is 
It  is  then  filled  in  the  usual  manner  with  freshly  distilled  water  at 
25°  C  (77°  F),  and  the  weight  is  again  taken  and  called  b.  A  small  amount  of 
the  bituminous  material  should  be  placed  in  a  spoon  and  brought  to  a  fluid 
condition  by  the  gentle  application  of  heat,  with  care  that  no  loss  by  evapora- 
tion occurs.  When  sufficiently  fluid,  enough  is  poured  into  the  dry  pycnom- 
eter, which  may  also  be  warmed,  to  fill  it  about  half  full,  without  allowing 
the  material  to  touch  the  sides  of  the  tube  above  the  desired  level.  When 
tertins  semisolid  or  solid  materials,  care  should  be  taken  in  filling  the  pyc- 
nometer to  avoid  entrapping  air.  The  tube  and  contents  are  then  allowed 
to  cool  to  room  temperature,  after  which  the  tube  is  carefully  weighed 
with  the  stopper.  This  weight  is  called  c.  Distilled  water  at  25°  C  (77°  F) 
is  then  poured  in  until  the  pycnometer  is  full.  After  this  the  stopper  is 
inserted,  and  the  whole  cooled  to  25°  C  (77°  F)  by  a  30-min  immersion  in 
a  beaker  of  distilled  water  maintained  at  this  temperature.  All  surplus 
moisture  is  then  removed  with  a  soft  cloth,  and  the  pycnometer  and  con- 
tents are  weighed.     This  weight  is  called  d%     From  the  weights  obtai 


results, 
called  a. 
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may  be  readily  calculated 


it,  25°/25°  C  (77777°  F)  - 


(l>  -  a)  -  (d  -  t) 


Both  a  and  6  are  constants  and  need  be  determined  but  ome.  It  is.  there- 
fore, necessary  to  make  only  two  weighings  Tor  all  determinations  after  the 
first.  Results  obtained  according  to  the  method  given  above  are  accurate 
to  within  3  units  in  the  third  decimal  place,  while  the  open-tube  method 
commonly  employed  is  accurate  to  the  second  decimal  place  oily.  The 
specific  gravity  of  fluid  bituminous  material  may  be  determined  in  the 
ordinary  manner  with  this  pycDOmotcr  hy  completely  filling  it  with  the 
material  and  dividing  the  weight  of  the  bituminous  material  thus  obtained 
by  that  of  the  same  volume  of  water. 

Displace  muni  Method.  The  specific  gravity  of  bituminous  materials 
which  are  sufficiently  solid  to  handle  in  fragments  at  25°  C  (77°  F)  may 
be  determined  by  weighing  a  representative  fragment  in  air  and  then  in 
water  at  25°  C  (77°  P).  If  the  determination  is  made  upon  an  analytical 
balance,  it  is  convenient  to  suspend  a  small  fragment  hy  means  of  a  waxed 
silk  thread  from  the  hook  on  one  of  the  pan  supports,  about  1)3  in  above 
the  pan.  Its  weight  is  taken  and  called  a.  It  is  then  weighed  immersed 
in  a  beaker  of  water  as  shown  in  Fig.  24  and  this  weight  called  b.  The 
specific  gravity  may  then  be  calculated  by  means  of  the  following  formula: 


This  method  is  satisfactory  for  tho  determination  of  the  specific  gravity  of 
compressed  bituminous  aggregates  such  as  asphalt  block  and  sections  of 
sheet-asphalt  or  bituminous  concrete  pave- 
ment. In  the  case  of  coarse  aggregates 
a  much  larger  balance  than  tho  ordinary 
analytical  balance  may  be  required  to 
weigh  a  representative  sample. 

Value  of  Specific  Gravity  Determinations. 
The  specific  gravity  determination  is  com- 
monly made  upon  all  types  and  grades  of 
bituminous  materials  with  the  exception  of 
loose  or  uncompressed  bituminous  aggre- 
gates. It  is  one  of  the  most  valuable  means 
Pie.  24.  Displacement  Method  of  identifying  a  bituminous  material  and 
for  Speeine  Gravity  when  considered  in  connection  with  other 

teste  is  often  of  service  in  determining  the 
suitability  of  the  material  for  a  given  use.  In  specifications  it  is  used 
for  both  purposes  and  also  for  the  sake  of  controlling  uniformity  of  supply 
from  a  given  source.  In  the  examination  of  bituminous  aggregates  or 
sections  of  bituminous  pavement  it  is  of  very  material  use  in  determining 
the  degree  of  compression  or  percentage  of  voids  which  are  present  (see 
Art.  35),  also  the  volume  relations  of  bitumen  and  aggregates  (see  Art.  44). 
In  general,  bituminous  materials  tend  to  classify  themselves  according 
'"  '•"  gravity  as  shown   liy  the  following  diagram   which   gives  the 

■   or  average   specific   gravity   limits  of  the  more  important 
ades.     The  pure  bitumen  of  petroleum  and  asphalt  products 
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highway  engineering  seldom  exceeds  1.055  and  of  tars 
1.18.  A  higher  specific  gravity  therefore  usually  indicates  the  presence 
of  mineral  matter  or  heavy  inorganic  impurities.  As  many  bituminous 
materials  are  purchased  and  used  upon  both  a  weight  and  a  volume  basis, 
the  specific  gravity  determination  is  of  use  as  a  means  of  comparison. 
In  this  connection  Fig.  26  shows  the  number  of  pounds  per  gallon  and 
gallons  per  ton  of  materials  having  a  specific  gravity  lying  between  0.8  and 
1.3.  The  further  significance  of  the  specific  gravity  determination  will  be 
"in  with'  other  testa  described  in  the  following  pages. 


Fig.  ZB.     Specific  ' 


34.     Coefficient  of  Expansion 

it  of  volume  or  cubical  expansion 
ncrcasc  in  volume  which  it  under- 
rature  is  raised  one  degree  and  its  original  volume, 
volume  is  set  at  some  standard  temperature.  In  the 
inlerials  normal  temperature,  25°  C  (77°  F),  is  c 
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venient  to  use,  altho  for  the  same  reason  that  the  specific  gravity  determi- 
nation may  be  required  at  15.5°  C  (60°  F)  this  temperature  is  also  sometimes 
taken  as  standard.  The  coefficient  of  expansion  may  be  expressed  either 
in  terms  of  the  Centigrade  or  Fahrenheit  scale.  If  K  represents  the  co- 
efficient of  expansion,  then  K°  C  -  9tf°  F/5  and  K°  F  -  5K°  C/9.  The 
coefficient  of  expansion  of  most  materials  varies  slightly  at  different  tern-  ' 
peratures  and  for  this  reason  the  volume  change  which  is  undergone  be- 
tween comparatively  wide  ranges  of  temperature  is  divided  by  the  number 
of  degrees  of  temperature  and  the  average  coefficient  of  expansion  cal- 
culated. It  is  the  average  coefficient  of  expansion  of  bituminous  materials 
which  is  of  most  interest  from  a  practical  standpoint.     As  a  material  ex- 
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Fig.  26.    Weight  and  Volume  Relations 


pands  under  the  action  of  heat  its  specific  gravity  becomes  less.  It  is  thus 
possible  to  calculate  K  from  volume  measurements  at  different  temperatures 
or  from  specific  gravity  determinations  at  different  temperatures. 

Volume  Method.  In  the  volume  method  of  determining  the  coefficient 
of  expansion,  the  bituminous  material,  in  a  fluid  state,  is  poured  into  a 
glass  receptacle  known  as  a  dilatometer,  which  consists  of  a  large  bulb 
with  a  long  graduated  narrow  neck.  This  instrument  is  calibrated  at 
normal  temperature  so  that  when  filled  to  any  mark  on  the  graduated  neck 
its  contents  are  known.  The  determination  is  made  by  first  bringing  the 
meter  and  contents  to  normal  temperature  and  reading  the  position 
miniscus  on  the  graduated  neck.     The  instrument  is  then  placed  in 
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a  carefully  regulated  oven  and  heated  to  any  desired  temperature.  When 
its  temperature  is  uniform  the  position  of  the  miniscus  is  again  read.  The 
apparent  volume  at  the  elevated  temperature  is  not  the  actual  volume 
owing  to  the  expansion  which  the  instrument  itself  has  undergone  in  ac- 
quiring the  observed  temperature.  A  correction  has  therefore  to  be  made 
for  the  expansion  of  the  glass,  the  cubical  coefficient  of  expansion  of  which 
has  been  previously  ascertained.  The  coefficient  of  expansion  of  the 
material  is  then  determined  by  means  of  the  following  formula,  where 
V  represents  the  volume  at  normal  temperature,  V  the  actual  volume  at 
the  observed  temperature,  t  normal  temperature,  and  tf  the  observed  tem- 

V  -  V 

perature:  K  »  __    . — .     The  volume  method,  while  satisfactory   for 

v  \t   -~  t) 

* 
fluids,  is  not  well  adapted  for  use  in  connection  with  semisolid  and  solid 

bituminous  materials  and  the  specific  gravity  method  is  therefore  to  be 
preferred. 

Specific  Gravity  Method.  In  the  case  of  very  viscous  liquids,  semisolids 
and  solids,  the  pycnometer  method  as  described  in  Art.  33  is  first  used 
to  determine  the  specific  gravity  of  the  material  at  normal  temperature. 
The  weight  of  the  water  contents  of  the  pycnometer  at  any  desired  ele- 
vated temperature  is  then  obtained  and  another  specific  gravity  determina- 
tion made  of  the  material  at  this  elevated  temperature  as  compared  with 
water  at  the  same  temperature.  From  the  known  K  of  water,  which  is 
about  0.0002  per  °  C,  the  specific  gravity  of  the  material  at  the  elevated 
temperature  is  then  determined  as  compared  with  water  at  normal  tem- 
perature. The  coefficient  of  expansion  of  the  material  is  then  determined 
by  means  of  the  following  formula  when  O  represents  the  specific  gravity 
at  normal  temperature  and  G'  represents  the  specific  gravity  on  the  same 

basis  at  the  observed  temperature:  K  =    ,     , -. 

Or    (t     —  t) 

Value  of  Coefficient  of  Expansion  Determination.  The  practical  value 
of  the  coefficient  of  expansion  determination  lies  in  its  application  to  vol- 
ume changes  which  take  place  upon  heating  bituminous  materials,  espe- 
cially when  the  material  is  purchased  or  used  upon  a  volume  basis,  which 
is  often  the  case.  In  the  vicinity  of  refineries,  bituminous  materials  for 
hot  surface  application  or  bituminous  macadam  construction  are  not  un- 
commonly delivered  at  the  site  of  the  work  in  tank  wagons  or  tank  cars 
at  a  temperature  ready  to  apply.  As  the  purchase  price  and  rate  of  appli- 
cation are  ordinarily  based  upon  volumes  at  15.5°  C  (60°  F),  it  is  necessary 
to  know  the  coefficient  of  expansion  of  the  material  in  order  to  compute 
the  volume  at  such  temperature.  In  some  cases  an  arbitrary  figure  is 
mutually  agreed  upon.  Thus  for  residual  petroleums  the  coefficient  of  ex- 
pansion is  often  assumed  as  0.00072  per  °  C  (0.0004  per  °  F),  and  in  meas- 
uring hot  oils  a  deduction  of  0.72%  is  made  for  every  10°  C  above  15.5° 
C  (0.4%  for  every  10°  F  above  60°  F)  which  is  commonly  taken  as  stand- 
ard temperature.  The  general  formulas  for  finding  volumes  when  K  is 
known  are  as  follows: 

Based  upon  the  arbitrary  standard  for  oils  above  mentioned,  Fig.  30  illus- 
trates a  convenient  graphic  method  of  showing  (1)  the  number  of  gallons 
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at  elevated  temperatures  represented  by  100  gal  at  15.6"  C  (60"  F);  and  (2) 
the  number  of  gallons  at  15.5°  C  (60°  F)  represented  by  100  gal  at  various 
elevated  temperatures  when  the  co- 
efficient of  expansion  ia  0.00072  per 
"  C  (0.0004  per  •  F).  Compara- 
tively little  data  ia  to  be  had  rela- 
tive to  the  coefficient  of  expansion 
of  the  various  bituminous  road 
and  paving  materials.  In  general, 
however,  for  a  given  type  of  ma- 
terial the  coefficient  of  expansion 
t  decreases  ss  the  specific  Gravity  in- 

°g  creases.     Thus   the   K   of   a   crude 

j  petroleum  or  tar  is  greater  than  that 

J  of  its  residues  and  Ices  than  that  ol 

g  itsdistillstes.      From  the  data  that  is 

;  available  it  appeari  that  the  values 

*  of  K,  in  Table  XXIX,  are  reasonable 

|  averages  for  the  types  of  materials 

listed.  These  figures  are,  however, 
only  approximate  and  in  certain 
cases    are    subject    to    considerable 


36.    The  Density  and  Voids  in 

Bituminous  Aggregates 
DeitMF  Theoretical      Maximum     Density 

„„   ,-      v„. .„,,  -. , „^      Of   Compressed   Bituminous   Aggre ■■ 

*     uu™".™7™  «■"■■    W"*"1"!* 

"™"™<™r  ■  ingorpracticalpoasLblecompression. 

the  theoralical  maximum  density 
of  a  compressed  bituminous  aggregate  may  be  calculated  from  the 
specific  gravity  and  relative  proportioos  of  the  individual  constituents 
present.  When  the  individual  constituents-  are  at  first  hand  this 
is  a  comparatively  simple  matter,  but  when  a  mixed  aggregate  or 
section  of  compressed  pavement  is  under  examination  it  is  first  neces- 
sary to  remove  and  recover  the  bitumen,  the  percentage  of  which  must 
also  be  determined  (see  Art.  44).  The  specific  gravity  of  the  recovered 
bitumen  may  then  be  determined  by  the  pyenometer  method  as  described 
in  Art.  33  and  that  of  the  mineral  aggregate  by  any  of  the  well-known 


Material 

Kper'C 

Kper°F 

Guollne 

0.00090 
0.00080 

o! 00060 
0.00066 
0.00066 

0  00060 

Art.  35       The  Density  and  Voids  in  Bituminous  Aggregates  699 

methods  for  mineral  particles.     If  coarse  particles  are  present  it  is  advisable 
to  screen   the  aggregate  into  two  or  more  sizes  and  determine  the  specific 
gravity  of  each.     Thus  a  mixture  of  crushed  rock  and  sand  may  be  passed 
over  a  }£-in  screen.     If  all  material  retained  on  the  screen  then  appears  to 
be  the  same  kind  of  stone  the  specific  gravity  of  a  single  fragment  is  taken 
as  representing  the  entire  portion.     The  specific  gravity  of  the  entire  finer 
portion  may  be  determined  by  means  of  a  Chatelier  or  Jackson  apparatus, 
such  as  used  in  cement  examination,  or  other  similar  method.     After  the 
gravity  and  percent  by  weight  of  the  various  constituents  have  been  deter- 
mined, their  volume  proportions  are  calculated  by  dividing  their  weight 
percentages  by  their  respective  specific  gravities.     The  ratio  of  the  sum 
of  the  weight  proportions  to  the  sum  of  the  volume  proportions  is  then  the 
theoretical  maximum  density  of  the  mix.     When  the  percent  by  weight 
and  specific  gravity  of  two  or  three  constituents  are  given,  the  following 
formula  may  be  used  if  D  represents  the  maximum  possible  density,  W, 
W  and  W*  represent  the  percent  by  weight,  and  (?,  G'  and  (?*,  their  respec- 
tive specific  gravities. 

TWO   CONSTITUENTS  THREE   CONSTITUENTS 

100  ^  100 


W/O  +W/G'  W/G  +  W'/G'  +  W*/(? 

The  Probable  Maximum  Density  of  Compressed  Bituminous  Aggregates 
may  be  determined  experimentally  in  the  laboratory  by  heating  the  mixed 
aggregate  to  proper  working  temperature  and  compressing  it  in  a  cylindrical 
mold  fitted  with  a  plunger,  which  has  also  been  heated  to  the  same  tem- 
perature. The  plunger  may  be  forced  into  the  mold  by  means  of  a  com- 
pression machine  or  heavy  hammer.  Upon  cooling,  the  specimen  is  forced 
from  the  mold  and  its  specific  gravity  determined  by  the  ordinary  dis- 
placement method.  The  probable  maximum  density  is  largely  dependent 
upon  the  grading  of  the  mineral  particles,  which  is  a  most  important  con- 
sideration for  fine  aggregates.  For  a  well  graded  fine  aggregate  carrying 
the  proper  percentage  of  bituminous  cement,  the  probable  maximum  den- 
sity should  closely  approach  the  theoretical  maximum  density. 

The  Actual  Density  of  Compressed  Bituminous  Aggregates,  such  as  a 
section  of  a  bituminous  concrete  pavement,  is  directly  determined  by  means 
of  the  displacement  method  (see  Art.  33).  If  satisfactory  compression  has 
been  obtained  in  the  construction  of  the  pavement  its  density  should  closely 
approach  the  probable  maximum  density  as  obtained  by  a  laboratory  test 
upon  a  section  of  the  pavement  which  is  first  softened  and  disintegrated 
by  warming  and  then  compressed  at  proper  working  temperature,  as  de- 
scribed in  the  preceding  paragraph. 

Voids  in  Compressed  Bituminous  Aggregates.  The  percent  of  voids  in  a 
compressed  bituminous  aggregate  is  determined  from  the  actual  density  of 
the  compressed  aggregate  as  compared  with  the  theoretical  maximum  den- 
sity which  allows  for  no  voids.  Thus  if  D  represents  the  theoretical  maxi- 
mum density  and  d  the  actual  density,  the  percent  of  voids  is  determined 
by  the  following  formula: 

100  (D-d) 


PERCENT  OF  VOIDS   = 


D 


If  proper  compression  has  been  secured  in  the  construction  of  a  bituminous 
concrete  pavement,  the  percentage  of  voids  as  above  determined  should 
closely  correspond  with  the  voids  in  a  properly  prepared  laboratory  com- 
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pressed  sample.  If  a  fine  aggregate  is  well  graded  and  carries  the  proper 
percentage  of  bituminous  cement,  the  voids  should  be  very  low  and  seldom 
over  3  or  4%. 

36.    Viscosity 

Viscoaimetry  is  the  measurement  of  resistance  to  flow.  In  the  natural 
movement  of  all  liquids  seeking  a  lower  level  or  a  level  of  less  external 
pressure,  internal  friction  is  developed  which  tends  to  retard  the  flow. 
External  friction  is  also  developed  between  the  liquid  and  the  surrounding 
surface  or  substance.  Both  internal  and  external  friction  are  therefore 
factors  to  be  considered  in  the  measurement  of  viscosity.  The  more  com- 
mon types  of  viscosimeters  are  based  upon  the  principle  of  measuring  the 
time  of  flow  of  a  given  quantity  of  liquid  under  a  given  head  thru  a  given 
orifice.  In  such  instruments  it  is  evident  that  the  relative  retardation  of 
flow  caused  by  internal  and  external  friction  is  largely  dependent  upon  the 
size,  shape  and  character  of  the  orifice.  For  this  reason  the  viscosity  value 
obtained  is  more  or  less  arbitrary.  Liquid  bituminous  materials  vary 
greatly  in  viscosity  among  themselves  and  the  viscosity  of  a  given  material 
is  greatly  affected  by  the  temperature  of  the  material.  In  reporting  the 
results  of  a  viscosity  test  it  is  therefore  important  that  all  conditions  of  the 
test  should  be  indicated  or  understood.  The  pressure  or  head,  tempera- 
ture and  volume  of  liquid  measured  as  passing  the  orifice  are  factors  which 
may  be  controlled  by  the  operator.  As  the  orifices  of  different  instruments 
of  the  same  make  are  subject  to  unavoidable  slight  variations  which  affect 
the  results  of  a  test,  it  is  customary  to  consider  the  viscosity  of  water  for 
any  given  instrument  as  unity  and  to  express  the  results  of  testing  other 
liquids  in  terms  of  water  as  so-called  specific  viscosity.  This  tends  to 
correct  and  place  upon  the  same  basis  different  instruments  of  the  same 
make  but  it  does  not  make  the  actual  results  obtained  by  different  types 
of  viscosimeters  by  any  means  the  same.  In  expressing  specific  viscosities, 
it  is  therefore  necessary  to  state  the  make  or  type  of  viscosimeter,  of  which 
there  are  several.  While  many  of  these  instruments  are  admirably  adapted 
for  use  in  connection  with  certain  liquids,  none  has  yet  been  devjsed  which 
really  meets  the  requirements  for  successfully  testing  the  wide  range  of 
liquid  bituminous  materials  used  in  highway  engineering.  Of  those  which 
are  available  for  this  purpose,  the  Engler  viscosimeter  is,  however,  most 
generally  used. 

The  Engler  Viscosimeter,  which  is  shown  in  Fig.  28,  consists  of  a  brass 
vessel  a,  with  a  cover  b,  for  holding  the  material  to  be  tested.  To  the  con- 
ical bottom  of  a  is  fitted  a  conical  outflow  tube  c,  exactly  20  mm  long, 
with  a  diameter  on  top  of  2.9  mm  and  on  the  bottom  of  2.8  mm.  This 
tube  can  be  closed  and  opened  by  the  pointed  hardwood  stopper  d.  Pointed 
metal  projections  are  placed  on  the  inside  of  a  at  equal  distances  from  the 
bottom  and  serve  for  measuring  the  charge  of  material,  which  is  240  cu  cm. 
The  thermometer  e  is  used  to  ascertain  the  temperature  ef  the  material  to 
be  tested.  The  vessel  a  is  surrounded  by  a  brass  jacket  /,  which  holds  the 
material  used  as  a  heating  bath,  either  water  or  cottonseed  oil,  according 
to  the  temperature  at  which  the  test  is  to  be  made.  A  tripod  g  serves  as 
a  support  for  the  apparatus  and  also  carries  a  ring  burner  h  by  means  of 
which  the  bath  is  directly  heated.  A  measuring  cy Under  of  100  cu  cm 
n«rwicity,  which  is  sufficiently  accurate  for  work  with  road  materials,  is 
directly  under  the  outlet  tube.  As  all  viscosity  determinations 
^e  compared  with  that  of  water  at  25°  C  (77°  F),  the  apparatus  should 
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be  previously  Calibrated  as  follows:  The  cup  and  outlet  tube  should  first  be 
scrupulously  cleaned.     A  piece  of  soft  tissue  paper  is  convenient  for  clean- 
ing the  latter.     The  stopper  is  then  inserted  in  tliB  tube  and  the  oup  filled 
irith  water  at  25°  C  (77°  F)  to  tho  top  of  the  projections,      The  measuring 
cylinder  should  be  placed  directly  un- 
der the  outflow  tube  so  that  the  mate- 
rial, upon  flowing  out,  will  not  touch 
the  aides,  and  the  stopper  may  then  be 
removed.     The  time  required  both  for 
SO  and  100  cu  cm  to  run  out  should  be 
ascertained  by  means  of  a  stop-watch 
and  the  results  so  obtained  should  be 
checked     a    number    of    times.'   The 
time  required  (or  60  cu  cm  of  water 
should  be  about  1 1  aec,  and  for  100  cu 
em  about  22.8  sec.     The  use  of  the 
Engler  viscoauneter  in  determining  the 

viscosity   of  liquid  bituminous  mate- 
rials at  any  desired  temperature  was 

recommended    by    the    Spec.    Com. 

Mat.  Road  Cons.,  Am.  Soc.  C.  E.  (13) 

as    follows:     "Bituminous   materials 

shall  be  tested  in  the  same  manner  as 

water,  and  the  temperature  at  which  " 

the  test  is  made  shall  be  controlled  Fig.  28.     Engler  VUcoaUoeter 

by  the  bath.    The  material  shall  be 

brought   to  the  desired  temperature  and  maintained  there  for  at  least  3 

min  before  making  the  test.     The  results  are  expressed  as  specific  viscosity 

compared  with  water  at  25°  C  (77°  F),  as  follows: 

TUCOSITT   AT °C    ( — •  P>    FOR CUBIC  CENTIWETKKH  = 


For  very  thin  fluid  bituminous  materials  the  specific  viscosity  is  usually 
determined  at  25°  C  (77s  F)  with  100  cu  cm.    The  more  viscous  fluid  prod- 
ucts are  usually  run  at  40°  or  50"  C  (104°  or  122°  F)  with  50  cu  cm  and 
'    very  viscous  products  at  100°  C  (212°  F)  or  over  with  60  cu  cm. 

Value  of  Viscosity  Determination.      Unfortunately  the  Engler  viscosim- 
eter  is  not  well  adapted  for  determining  the  specific  viscosity  of  many  bitu- 
■     minous  materials  at  25°  C  (77°  F).     As.  for  the  different  types  of  materials, 
viscosity  at  a  higher  temperature  is  no  definite  measure  of  their  viscosity 
at  25"  C  (77°  F) ,  it  is  evident  that  a  satisfactory  comparison  of  their  specific 
viscosities  at  normal  temperature  cannot  be  obtained  by  this  means.     As  a 
means  of  such  comparison  the  use  of  the  instrument  at  higher  temperatures  is 
limited  to  materials  of  the  same  type.     The  interpretation  of  the  test  ex- 
cept with  reference  to  identification  and  control  of  a  given  type  and  grade 
of  material  is  therefore  somewhat  complicated.      If,  however,  it  is  desired 
lo  apply  s  bituminous  material  at  a  given  temperature,  as  for  instance 
when  it  is  to  be  heated  in  a  tank  car  by  means  of  steam,  a  determination 
1     of  its  viscosity  at  that  temperature  is  often  of  value.     It  is  impossible  to 
|     state  in  a  general  way  just  what  the  viscosity  of  a  material  for  surface  appli- 
I    tation  should  be  during  application,  as  this  Is  largely  dependent  upon  the 
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type  of  distributor,  its  spraying  nozzles  and  its  speed  control.  It  is  a  fact, 
however,  that  many  materials  sold  for  cold  surface  application  are  entirely 
too  viscous  at  normal  temperature  for  uniform  distribution  at  the  proper 
rate  of  distribution,  but  what  may  be  a  too  high  viscosity  for  one  type  oi 
material  may  not  be  too  high  for  another  type.  As  a  measure  of  consis- 
tency at  normal  temperature,  it  would  appear  advisable  to  limit  the  use  of 
the  Engler  viscosiineter  to  those  materials  intended  for  cold  application 
and  when  possible  to  utilize  some  other  consistency  test  for  indicating  the 
consistency  at  normal  temperature  of  those  materials  which  have  to  be 
heated  before  application.  In  general,  at  normal  temperature  fluid  dis- 
tillates show  a  much  lower  specific  viscosity  than  do  fluid  petroleums  or 
tar  residuums.  Crude  and  dehydrated  petroleums  and  tars  vary  greatly 
in  viscosity.  Among  the  petroleums,  however,  those  of  the  asphaltic  type 
are  usually  much  more  viscous  than  the  paraffin  or  semiasphaltic  type. 
Among  the  tars  the  viscosity  of  crude  water-gas  tar  is  lowest  and  gas-house 
coal  tars  from  horizontal  retorts  the  highest.  Vertical  and  inclined  retort 
tars  usually  hold  an  intermediate  position  in  this  respect  together  with 
coke-oven  tars.  For  a  given  type  of  fluid  residual  petroleum  or  tar  pro- 
duced by  fractional  distillation,  the  specific  viscosity  increases  with  the 
specific  gravity  and  decreases  with  the  coefficient  of  expansion.  As  regards 
fluid  residuums  which  are  subjected  to  the  blowing  process,  however,  the 
viscosity  may  be  greatly  increased  without  markedly  increasing  the  specific 
gravity  of  the  residuum.  The  viscosity  of  all  bituminous  materials  de- 
creases as  their  temperature  increases.  In  any  bituminous  material  the 
presence  of  finely  divided  non-bituminous  impurities  held  in  suspension 
will  often  greatly  increase  the  viscosity  of  the  material,  altho  the  actual 
viscosity  of  its  pure  bitumen  may  be  low. 

37.    Float  Test 

The  New  York  Testing  Laboratory  Float  Test  is  used  as  a  consistency 
test  for  very  viscous  fluid  and  soft  semisolid  bituminous  materials.  The 
float  test  is  recommended  for  use  by  the  Spec.  Com.  Mat.  Road  Cons., 
Am.  Soc.  C.  E.  (13).  As  shown  in  Fig.  29,  the  apparatus  consists  of  two 
parts,  an  aluminum  float  or  saucer  a  and  a  conical  brass  collar  b.  The 
two  parts  are  made  separately,  so  that  one  float  may  be  used  with  a 
number  of  brass  collars.  In  making  the  test  the  brass  collars  should 
be  placed  with  the  small  end  down  upon  a  brass  plate  which  has  been 
previously  amalgamated  with  mercury  by  rubbing  it  first  with  a  dilute 
solution  of  mercuric  chloride  or  nitrate  and  then  with  mercury.  A 
small  quantity  of  the  material  to  be  tested  is  heated  in  a  metal  spoon 
until  quite  fluid,  care  being  taken  that  it  suffers  no  appreciable  loss 
by  volatilization  and  that  it  is  kept  free  from  air  bubbles.  It  is  then 
poured  into  the  collar  in  a  thin  stream  until  slightly  more  than  level  with 
the  top.  The  surplus  may  be  removed,  after  the  material  has  cooled  to 
room  temperature,  by  means  of  a  spatula  blade  which  has  been  slightly 
heated.  The  collar  and  plate  are  then  placed  in  ice  water  maintained  at 
5°  C  (41°  F),  and  left  in  this  bath  for  at  least  15  min.  Meanwhile  a  cup  or 
pan  of  sufficient  depth  is  filled  about  three-fourths  full  of  water  and  placed 
on  a  tripod,  and  the  water  is  heated  to  any  desired  temperature  at  which 
the  test  is  to  be  made.  This  temperature  should  be  accurately  maintained 
and  should  at  no  time  during  the  entire  test  be  allowed  to  vary  more  than 
C  (0.9°  F)  from  the  temperature  selected.     After  the  material  to  be 
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tested  has  been  kept  in  the  ice  water  for  at  least  15  min,  the  collar  and 
contents  are  removed  from  the  plate  and  screwed  into  the  aluminum  float, 
which  is  then  immediately  floated  in  the  warmed  bath.  As  the  plug  of 
bituminous  material  becomes  warm  and  fluid,  it  is  gradually  forced  upward 
and  out  of  the  collar  until  water  gains  entrance  to  the  saucer  and  causes 
it  to  sink.  The  time  in  seconds  between  placing  the  apparatus  on  the  water 
and  when  the  water  breaks  thru  the  bituminous  material  is  determined  by 
means  of  a  stop-watch  and  is  taken  as  a  measure 
of  the  consistency  of  the  material  under  examination. 
The  test  is  preferably  made  at  50°  C  (122°  F).  Very 
soft  products  which  show  a  test  at  this  temperature 
of  only  a  few  seconds,  however,  may  be  advantageous- 
ly tested  at  a  lower  temperature,  such  as  32°  C  (90° 
F).  If  the  test  at  50°  C  (122°  F)  requires  over  4  or 
5  min,  it  is  sometimes  made  at  65°  C  (14d°  F),  and, 
if  the  melting  point  of  the  material  is  high,  the  test 
is  run  at  100°  C  (212°  F).  In  any  case  it  is  evident 
that  the  test  temperature  must  be  higher  than  the 
melting  point  of  the  material  tested. 

Value  of  the  Float  Test.  The  float  test  has  some- 
times been  called  a  viscosity  test.  In  some  respects 
it  is  a  measure  of  the  resistance  to  flow  possessed  by 
the  material,  but  it  differs  from  the  average  viscosity 
test  mainly  in  the  fact  that  the  temperature  of  the 
material  itself  is  constantly  changing  during  the  test,  pj-  29.  N.  Y.  Testing 
It  cannot  be  used  with  very  fluid  materials,  but  Laboratory  Float  Ap- 
for  the  very  viscous  fluids  which  become  almost  semi-  paratua 
solid  at  the  temperature  of  ice  water  and  for  many 
normally  semisolid  products  it  serves  as  a  satisfactory  measure  of  coi. 
sistency  at  normal  temperature,  altho  the  test  itself  is  conducted  at  a 
higher  temperature.  Providing  the  temperature  of  the  test  is  the  same, 
it  serves  reasonably  well  as  a  basis  of  comparing  the  consistency  at 
normal  temperature  of  both  straight  residual  and  fluxed  products  of  the 
same  type.  It  has  the  distinct  advantage  over  the  viscosity  test  of  being 
les9  susceptible  to  the  influence  of  inert,  finely  divided  suspended  material 
which  may  be  present,  because  of  the  comparatively  large  orifice  of  the 
collar.  For  this  reason  it  more  nearly  represents  the  consistency  of  the 
actual  bitumen,  and  is  particularly  well  adapted  for  determining  the 
consistency  of  tars  irrespective  of  their  free  carbon  content.  In  this 
connection  it  is  used  to  a  considerable  extent  as  a  control  test  in  the 
manufacture  of  heavy  residual  tars.  It  is  not  so  well  adapted  for  test- 
ing the  semisolid  blown  oil  products  which  conduct  heat  so  slowly  that 
only  the  surface  in  contact  with  the  collar  Incomes  fluid  before  the  en- 
tire plug  of  semisolid  material  is  forced  out.  For  a  given  type  of  residual 
material  the  float  test  at  a  given  temperature  decreases  with  the  specific 
gravity.  For  any  material  it  naturally  decreases  as  the  temperature 
of  the  test  is  increased.  For  fluid  products  which  harden  rapidly  upon 
exposure,  such  as  cut-backs,  the  float  test  is  useful  as  a  means  of 
determining  the  consistency  of  the  residue  from  the  volatilization  test 
(see  Art.  42),  especially  the  soft  residues  which  cannot  well  be  subjected 
to  the  penetration  test.  Most  residual  tars  suitable  for  use  as  carpeting 
mediums  show  a  float  test  at  50°  C  (122°  F)  of  between  40  and  120 
sec,  while  the  more  solid  tar  residues  used  as  bituminous  cements  ' 
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work   show   a   float  test  at  this   temperature  of  from    120 
to  m»  me. 

38.     The  Penetration  Test 
Penetration  Machines.     The  penetration  test  is  one  of  the  oldest  and 
most  widely  used  tests  for  determining  the  consistency  of  semisolid  and 
■olid  petroleum  and  asphalt  products.     There  are  a  number  of  penetration 
machines  in  common  use  which  employ  the  same  standards  of  tost  and 
therefore  give  practically  equivalent  results.     Among  them  may  be  toon 
tioned  the  Dow,  the  New  York  Testing  Laboratory,  and  the  Humboldt 
penetrometers.     The  Dow  machine,  shown  in    Fig.  30.   is   probably   used 
more  than  any  other.     This  apparatus  consists  of  a  standard  needle  a  in- 
serted in  a  short  brass  rod,  which  is  held  in  an  aluminum  rod  6  by  a  bind- 
ing screw.     The  aluminum  rod   is 
secured  in  a  framework  so  weighted 
and  balanced  that,  when  it  is  sup- 
ported on  the  point  of  the  needle. 
1       the  framework  and  rod  will  stand 
in    an    upright    position,    allowing 
the    needle    to    penetrate    perpen- 
dicularly without  the  aid  of  a  sup- 
port.    The   frame,   aluminum    rod 
and  needle  weigh  100  g  with   the 
weight    c    on    the    bottom    of    the 
frame,    while    without    the    weight 
they  weigh  50  it.     Fig.   30   shows 
the  needle  and  weighted  frame,  to- 
gether with  side  and    front    views 
of   the   entire   apparatus,   put    to- 
gether  and   ready   for    making    a 
penetration.     The    shelf    for     the 
sample  is  marked  d;    c  is  the  clamp 
to  hold  the  aluminum  rod  until  it 
Fig.  SO.    Do,  penetration  Machine        j,  deaired  w  m(Jle  ,  t^.    ^^  } 
is  a   button  which,   when   pressed, 
opens  the  clamp.      By  turning  this  button  while  the  clamp  is  being  held  open 
it  will  lock  and  keep  tho  clamp  from  closing  until  unlocked.     The  device  for 
measuring  the  distance  penetrated  by  the  needle  consists  of  a  rack  with  a 
foot  g.    Tho  movement  of  this  rack  turns  a  pinion,  to  which  is  attached 
the  bond  which  indicates  on  the  dial  A  the  vertical  distance  covered  by  the 
rack.     One  division  of  the  dial  corresponds  to  a  movement  of  0.1  mm  by 
the  rack.     The  rack  may  be  raised  or  lowered  by  moving  the  counterweight 
t  up  or  down.     The  tin  boi  containing  the  sample  to  be  tested  is  marked 
k;    this  is  submerged  in  water  contained  in  the  glass  cup  in  order  to  main- 
tain a  constant  temperature.     The  penetration  test  is  made  as  follows: 
A  sample  of  the  materia)  to  be  tested  is  first  warmed  sufficiently  to  flow,  and 
poured  into  the  tin  box.     The  box  and  contents,  after  cooling  for  1  hi   si 
room  temperature,  are  immersed  in  water  maintained  at  the  temperature 
at  which  the  test  is  to  be  made,  and  allowed  to  remain  immersed  for  at 
least  1  hr.     The  sample  in  the  tin  box  should  then  be  placed  in  the  glass 
cup  and  removed  in  it.  covered  with  as  much  water  as  convenient  without 
r  "  *"  the  shelf  d.     The  brass  rod  with  the  needle  is  inserted  into  o  and 

tightening  the  binding  screw.    Tbo  rod  is  lowered  until   the 
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point  of  the  needle  almost  touches  the  surface  of  the  sample;  then,  by 
grasping  the  frame  with  both  hands,  it  is  cautiously  pulled  down  until  the 
needle  just  comes  in  contact  with  the  surface  of  the  sample.  This  can 
be  seen  best  by  having  a  light  so  situated  that,  upon  looking  thru  the  sides 
of  the  glass  cup,  the  needle  will  be  reflected  from  the  surface  of  the  sample. 
After  thus  setting  the  needle,  the  counterweight  is  slowly  raised  until  the 
foot  of  the  rack  rests  on  the  head  of  the  rod  and  a  reading  of  the  dial  taken. 
The  clamp  is  then  opened  wide  by  pressing  the  button  and  held  in  this 
position  for  exactly  5  sec,  as  determined  by  a  pendulum  or  chronometer. 
The  rack  is  then  lowered  until  it  rests  on  the  rod,  and  the  difference  between 
the  first  and  second  readings  of  the  dial  in  millimeters  is  taken  as  the  dis- 
tance penetrated  by  the  needle.  Owing  to  the  susceptibility  of  certain 
bituminous  materials  to  slight  changes  in  temperature,  the  water  bath 
should  be  accurately  maintained  at  the  desired  temperature,  both  before 
and  during  the  test,  and,  when  the  room  temperature  differs  greatly  from 
that  of  the  bath,  the  water  in  the  glass  cup  should  be  renewed  after  each 
test.  An  average  of  from  three  to  five  tests,  which  should  not  usually 
differ  more  than  three  units  between  maximum  and  minimum,  is  taken  as 
the  penetration  of  the  sample.  The  needle  should  be  removed  and  thoroly 
cleaned  by  wiping  with  a  dry  cloth,  after  which  it  is  ready  for  another  test. 
The  point  of  the  needle  should  be  examined  from  time  to  time  with  a  mag- 
nifying glass  to  see  that  it  is  not  injured  in  any  way.  If  it  is  found  defec- 
tive, it  may  be  removed  by  heating  the  brass  rod  and  withdrawing  with 
paers.  A  new  needle  may  then  be  inserted  in  the  heated  brass  rod,  and 
held  firmly  in  place  by  a  drop  of  soft  solder. 

Am.  Soc.  Test.  Mat.  Method.  In  1916,  the  Am.  Soc.  Test.  Mat.  adopted 
the  following  test  for  penetration  of  bituminous  materials  as  standard: 

*'  Definition  of  penetration.  The  consistency  of  a  bituminous  mate- 
rial, expressed  as  the  distance  that  a  standard  needle  vertically  penetrates 
a  sample  of  the  material  under  known  conditions  of  loading,  time  and  tem- 
perature. Where  the  conditions  of  test  are  not  specifically  mentioned,  the 
load,  time  and  temperature  are  understood  to  be  100  g,  5  sec,  25°  C  (77°  F) 
and  the  units  of  penetration  to  indicate  hundredths  of  centimeters. 

"Apparatus.  The  container  for  holding  the  material  to  be  tested  shall 
be  a  flat-bottomed,  cylindrical  dish,  55  mm  (2*/m  in)  in  diameter  and 
35  mm  (1  %  in)  deep.* 

"  The  needle  (35)  for  this  test  shall  be  a  cylindrical  steel  rod  50.8  mm  (2  in) 
long  and  having  a  diameter  of  1.016  mm  (0.04  in)  and  turned  on  one  end  to  a 
sharp  point  having  a  6.35-mm  (  #-in)  taper.    The  water  bath  shall  be  main- 
tained at  a  temperature  not  varying  more  than  0.1°  C  (0.18°  F)  from  25°  C 
(77°  F).     The  volume  of  water  shall  be  not  less  than  10  liters  and  the  sample 
shall  be  immersed  to  a  depth  of  not  less  than  10  cm  (4  in)  and  shall  be  sup- 
'•  ported  on  a  perforated  shelf  not  less  than  5  cm  (2  in)  from  the  bottom  of 
\  the  bath.    Any  apparatus  which  will  allow  the  needle  to  penetrate  without 
appreciable  friction,  and  which  is  accurately  calibrated  to  yield  results  in 
!  accordance  with  the  definition  of  penetration,  will  be  acceptable.     The 
|  transfer  dish  for  container  shall  be  a  small  dish  or  tray  of  such  capacity  as 
will  insure  complete  immersion  of  the  container  during  the  test.     It  shall 
be  provided  with  some  means  which  will  insure  a  firm  bearing  and  prevent 
rocking  of  the  container. 

This  specification  is  fulfilled  by  the  American  Can  Company's  Gill  style  ointment 
box,  deep  pattern,  3-oz  capacity. 
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"Preparation  op  Sample*  The  sample  shall  be  completely  melted  ai 
the  lowest  possible  temperature  and  stirred  thoroly  until  it  is  homogeneoui 
and  free  from  air  bubbles.  It  shall  then  be  poured  into  the  sample  con- 
tainer to  a  depth  of  not  less  than  15  mm  (^  in).  The  sample  shall  be 
protected  from  dust  and  allowed  to  cool  in  an  atmosphere  not  lower  than 
18°  C  (65°  F)  for  1  hr.  It  shall  then  be  placed  in  the  water  bath  along 
with  the  transfer  dish  and  allowed  to  remain  1  hr.  • 

"Testing.  In  making  the  test  the  sample  shall  be  placed  in  the  transfei 
dish  filled  with  water  from  the  water  bath  of  sufficient  depth  to  completely 
cover  the  container.  The  transfer  dish  containing  the  sample  shall  then  be 
placed  upon  the  stand  of  the  penetration  machine.  The  needle,  loaded 
with  specified  weight,  shall  be  adjusted  to  make  contact  with  the  surface  of 
the  sample.  This  may  be  accomplished  by  making  contact  of  the  actual 
needle  point  with  its  image  reflected  by  the  surface  of  the  sample  from  a 
properly  placed  source  of  light.  Either  the  reading  of  the  dial  shall  then 
be  noted  or  the  needle  brought  to  zero.  The  needle  is  then  released  for  the 
specified  period  of  time,  after  which  the  penetration  machine  is  adjusted  to 
measure  the  distance  penetrated.  At  least  three  tests  shall  be  made  at 
points  on  the  surface  of  the  sample  not  less  than  1  cm  ( %  in)  from  the  side 
of  the  container  and  not  less  than  1  cm  (%  in)  apart.  After  each  test  the 
sample  and  transfer  dish  shall  be  returned  to  the  water  bath  and  the  needle 
shall  be  carefully  wiped  toward  its  point  with  a  clean,  dry  cloth  to  remove 
all  adhering  bitumen.  The  reported  penetration  shall  be  the  average  of 
at  least  three  tests  whose  values  shall  not  differ  more  than  four  points 
between  maximum  and  minimum.  When  desirable  to  vary  the  tempera- 
ture, time  and  weight,  and,  in  order  to  provide  for  a  uniform  method  of 
reporting  results  when  variations  are  made,  the  samples  shall  be  melted 
and  cooled  in  air  as  above  directed.  They  shall  then  be  immersed  in  water 
or  brine,  as  the  case  may  require,  for  1  hr  at  the  temperature  desired.  The 
following  combinations  are  suggested:  At  0°  C  (32°  F)  200  g  weight,  60  sec; 
at  46.1°  C  (115°  F)  60  g  weight,  5  sec." 

Method  Recommended  to  the  Am.  Soc.  C.  £.  In  1918  the  Spec.  Com. 
Mat.  Road  Cons.  (13)  recommended  the  adoption  of  the  1916  Am.  Soc. 
Test.  Mat.  standard  method,  except  that  the  lowest  temperature  at  which 
the  penetration  of  the  asphalt  cement  is  taken  should  be  4°  C  (39°  F)  instead, 
of  0°  C  (32°  F). 

Conditions  Affecting  the  Penetration  Test  From  the  above  descriptions 
it  is  evident  that  many  conditions  affect  the  results  of  the  penetration  test. 
For  those  materials  which  show  a  high  penetration  the  diameter  of  the 
container  often  exerts  a  marked  influence  upon  the  results  obtained  under 
a  given  set  of  conditions.  As  a  result  of  experiments  it  has  been  determined 
that  for  such  materials  the  diameter  of  the  container  should  not  be  lees  than 
1.26  in.  It  is  most  important  that  thruout  the  test  the  sample  be  main- 
tained at  exactly  the  given  temperature  as  slight  differences  in  tempera- 
ture may  markedly  affect  the  results  of  test.  Most  materials  appear  to 
continue  to  harden  somewhat  upon  standing  after  they  have  been  cooled  to 
normal  temperature.  Thus  a  sample  prepared  and  tested  within  a  period 
of  2  or  3  hr  will  often  show,  under  the  same  conditions  of  test,  a  lower 
penetration  the  following  day  if  it  is  not  again  melted  and  allowed  to  cool 
just  prior  to  making  the  test. 

of  the  Penetration  Test.  The  penetration  test  is  most  commonly 
nection  with  asphalts  and  asphalt  cements,  altho  it  is  sometimes 
*ing  the  harder  tar  residuums.     For  the  manufacture  of  the 
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former  type  of  materials  it  serves  as  a  control  test.     These  materials  are 
commonly  graded  by  their  penetration  at  25°  C  (77°  F),  and  in  all  cases 
where  the  term  penetration  is  used  without  other  qualification  it  is  under- 
stood that  the  temperature  of  25°  C  (77°  F)  is 
implied  and  that  the  test  is  made  with  a  stand- 
ard needle  under  a  load  of  100  g  applied  for 
5  sec.     The  test  is  not  so  useful  as  a  means 
of  control  or  in  grading  the  tar  residuums 
used  in  highway  engineering  for  the  reason 
that  most  of  these  residuums  are  quite  soft, 
and  as  their  surface  tension  is  very  high  they 
press  out  or  deform  under  the  loaded  needle 
much  more  than  do  the  asphalt  cements  com- 
monly used.     The  true  penetration  is  not 
therefore  so  accurately  recorded,  the  result 
obtained   representing  to  a  very   consider- 
able extent  the  measure  of  surface  deforma- 
tion   rather    than    actual    penetration.     In 
general,  the  more  susceptible  the  bituminous 
material    is    to    temperature    changes,    the 
greater   its   surface  deformation   under   the 
loaded    needle.     Susceptibility   to   tempera- 
ture changes  may  be  determined  by  means 
of   the  penetration  test  made  at  the  tem- 
peratures of  0°  or  4°,  25°,  and  46°  C  (32°  or 
39°,  77°,  and  115°  F),  which  serve   as   ap- 
proximate    minimum,    average,    and    maxi- 
mum  temperatures  of  the  pavement  proper 
in  which  the  material  may  be  incorporated. 

Results  of  tests  at  4°  C  (39°  F)  are  more  easily  obtained  than  results 
at  0°  C  (32°  F).  Asphalt  cements  produced  by  the  straight  distillation 
of  petroleums  and  those  produced  by  fluxing  the  native  asphalts  with 
straight  distilled  residual  fluxes  are  more  susceptible  to  temperature  changes 
than  are  those  produced  by  the  blowing  process.  This  is  illustrated  by 
Fig.  31,  which  shows  the  penetration  at  the  three  temperatures  of  a  straight 
distilled  and  a  blown  petroleum  residuum  or  asphalt  cement.  It  will  be 
noted  that  while  both  materials  show  the  same  penetration  at  25°  C  (77°  F), 
the  straight  distilled  product  shows  a  lower  penetration  at  4°  C  (39°  F)  and 
a  higher  penetration  at  46°  C  (1 15°  F)  than  does  the  blown  product.  In  this 
diagram  the  penetrations  at  4°  C  (39°  F)  are  made  under  a  load  of  200  g  ap- 
plied for  1  min  and  at  46°  C  (115°  F)  under  a  load  of  50  g  applied  for  5  sec. 
The  penetration  of  a  given  type  of  asphalt  cement  usually  decreases  as  its 
specific  gravity  increases.  In  other  words,  it  becomes  harder.  This  rela- 
tion, however,  does  not  necessarily  hold  true  in  comparing  different  types. 
Thus  an  asphalt  cement  of  given  penetration  produced  by  straight  distil- 
lation of  a  California  petroleum  will  usually  show  a  much  lower  specific 
gravity  than  will  one  of  the  same  penetration  produced  by  the  same  method 
from  a  Mexican  petroleum  or  by  fluxing  a  native  asphalt.  Highly  blown 
asphalt  cements  may  usually  be  identified  by  a  very  low  specific  gravity 
as  compared  with  residual  and  fluxed  native  asphalts  of  the  same  penetra- 
tion. Thus,  the  penetration  test,  while  practically  valueless  alone  as  a 
means  of  identification,  owing  to  the  fact  that  almost  any  type  of  material 
can  be  manufactured  at  any  desired  penetration,  may  be  a  valuable  a< 


Fig.  81.    Penetration  of  Straight 
Distilled  and  Blown  Petroleums 
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identification  when  considered   in  connection   with  the  specific  gravity  of 
the  material.      No  very  definite  general  limits  con  be  set  fur  the  proper  pene- 
tration of  asphalt  cements  for  a  given  type  of  construction,  as  the  limits  vary 
not  only  with  the  type  of  ma- 
terial but  also  with  the  rondi- 
<  tions  which  it  will  have  lo  meet 

•I  in   service.     In   general,   how- 

'-  ever,  the  penetration  of  asphalt 

5  cements  used  in  the  construc- 

t  lion  of   sheet-asphalt   or  bitu- 

.     g  minous  concrete  pavements  lies 

<-i  between  the  limits  of  40  and  90. 

J  while  those  of  higher  penetra- 

tion are  generally  used  in  bitu- 


Besides   being  applied   to  the 
ri nautili  tt  c.itOc,&«M,  original  material,  the  penetra- 

m.n.  o«<».«i»™i.jWd,  "."'ihf'^id^b'iL'rf''"™. 

the  volatilization  lest  of  as- 
phalt cements  (see  Art-  42)  in  order  to  determine  the  amount  of  hardening 
that  has  been  produced.  The  penetration  tost  is  one  of  great  importance 
in  the  plant  inspection  of  asphalt  cements  prepared  at  the  paving  plant 
by  fluxing  refined  asphalts.  Especially  where  large  quantities  of  asphalt 
cement  are  maintained  for  a  long  time  at  elevated  temperatures,  constant 
inspection  is  required,  so  that,  as  the  product  hardens,  more  flux  may  be 
added  as  required.  In  this  connection  a  fluxing  table  or  fluxing  curve 
may  be  experimentally  secured  for  a  given  refined  asphalt  and  flux.  A 
typical  curve,  showing  the  penetration  at  25°  C  (77°  F)  of  asphalt  cements, 
produced  by  varying  proportions  of  a  refined  asphalt  and  flux,  is  shown 
in  Fig.  32.  By  means  of  such  a  curve  it  is  a  comparatively  simple  matter 
to  determine  at  once  how  much  flux  to  add  to  a  known  batch  of  material 
so  as  lo  raise  the  penetration  from  any  given  point  to  any  higher  point 

on  the  curve. 

39.    The  Ductility  Test 

Ductility  Machines  of  various  design  but  operating  on  the  same  general 

principle  have  been  used  to  a  considerable  extent  in  the  testing  of  asphalt 

cements.     The  test  was  originated  by  Dow,  whose  machine  is  perhaps  the 

beat  known.     Other  types  in  common  use  are  the  Kirschbraun  machine 

and  the  Chew  machine,  which  latter  is  shown  in  Fig.  33.      In  alt  of  these 

machines  a  lest  specimen  of  the  same  standard  size  and  shape  is  tested 

by  pulling  it  apart  at  a  given  rate  and  noting  the  distance  that  it  stretches 

before  breaking.     In  some  cases  the  pulling  is  accomplished  by  means  of 

a  gear  operated  by  a  hand  wheel,  but  a  motor  drive,  such  as  shown  in  the 

cut,  is  to  lie  preferred,  as  it  insures  greater  uniformity  in  the  rate  of  puIL 

The  Chew  machine  also  has  an  automatic  device  for  recording  the  rate  of 

pull.     The  Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc.  C.  E.  (13)  recommended 

that  the  ductility  test  be  conducted  on  bituminous  materials  as  follows: 

"  *  >—<-•••+  of  the  material  to  be  tested  shall  be  formed  by  pouring  the 

'si  into  a  briquet  mold.     The  dimension  of  the  briquet  shall 

Sickness  thruout  its  entire  length;  distance  between  the  clips 

:  cm;   width  of  asphalt  cement  section  at  mouth  of  clips, 
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2  cm;  width  at  maximum  cross-sect  ion,  half  way  between  clips,  1  cm. 
The  center  pieces  are  removable,  the  briquet  mold  being  held  together 
during  molding  with  a  clamp  or  wire.  The  molding  of  the  briquet  shall  be 
done  as  follows:  the  two  center  sections  shall  be  well  amalgamated  to  pre- 
vent the  asphalt  cement  from  adhering  to  them,  and  the  briquet  mold  shall 
then  be  placed  on  a  freshly  amalgamated  brass  plate.  The  asphalt  cement 
to  be  tested,  while  in  a  molten  state,  shall  be  poured  into  the  mold,  a  slight 
excess  being  added  to  allow  for  shrinkage  on  cooling.  When  the  asphalt 
cement  in  the  mold  is  nearly  cool,  the  briquet  shall  be  cut  off  level,  with  a 
warm  knife  or  spatula.  When  it  is  thoroly  cooled  to  the  temperature  at 
which  it  is  desired  to  make  the  test,  the  clamp  and  the  two  side  pieces  are 
removed,  leaving  the  briquet  of  asphalt  cement  held  at  each  end  by  the  ends 
of  the  mold,  which  now  play  the  part  of  clips.  The  briquet  shall  be  kept  in 
water  for  30  min  at  4°  C  (39°  F)  or  25°  C  (77°  F)  before  testing,  dependent 
upon  the  temperature  at  which  the  ductility  is  desired.  The  briquet  with 
the  clips  attached  shall  then  be  placed  in  a  ductility  test  machine  filled 
with  water  at  one  of  the  above  temperatures  to  a  sufficient  height  to  cover 


Fig.  83.    Chew  Ductility  Machine 

the  briquet  not  less  than  50  mm.  This  machine  consists  of  a  rectangular 
water-tight  box,  having  a  movable  block  working  on  a  worm-gear  from  left 
to  right.  The  left  clip  is  held  rigid  by  placing  its  ring  over  a  short  metal 
peg  provided  for  this  purpose;  the  right  clip  is  placed  over  a  similar  rigid 
peg  on  the  movable  block.  The  movable  block  is  provided  with  a  pointer 
which  moves  along  a  centimeter  scale.  Before  starting  the  test,  the  centi- 
meter scale  is  adjusted  to  the  pointer  at  zero.  Power  is  then  applied  by 
the  worm-gear  pulling  from  left  to  right  at  the  uniform  rate  of  5  cm  per  min. 
The  distance,  in  centimeters,  registered  by  the  pointer  on  the  scale  at  the 
time  of  rupture  of  the  thread  of  asphalt  cement  shall  be  taken  as  the  ductility 
of  the  asphalt  cement." 

Value  of  the  Ductility  Test    As  ordinarily  applied,  the  ductility  test  is  of 
little  value  except  as  a  means  of  identification  when  considered  in  connec- 
tion with  certain  other  tests  and  for  control  in  the  manufacture  of  certain 
types  of  bituminous  materials.     For  a  given  penetration  at  25°  C  (77°  F), 
those  materials  which  are  most  susceptible  to  temperature  changes  are  the 
most  ductile  at  25°  C  (77°  F).     As  for  a  given  type  of  material  ductility 
decreases  with  penetration,  it  follows  that  most  materials  with  a  high  duc- 
tility at  25°  C  (77°  F)  show  a  very  low  ductility  at  4°  C  (39°  F).     Materials 
which  are  but  slightly  susceptible  to  temperature  changes,  such  as  blown 
i  asphalts,  as  a  rule  have  a  low  ductility  at  25°  C  (77°  F)  but  as  their  pene- 
[  tration  at  4°  C  (39°  F)  is  not  so  greatly  changed  neither  is  their  duct 
I 
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If  .h*  ductility  Urt  i»  considered  as  &  measure  of  the  stretch  of  the  bitu- 

■  .,..inriil  when  incorporated  in  a  pavement,  which  stretch  may  be 

m""H? ,  "  ".trsction  of  the  pavement,  it  would  appear  that  high  ductility 

't^tTo  I  ■  (77°  V)  should,  in  many  cases,  he  undesirable  because  it  repre- 

T     I .-  HuctilitV  at  the  low  temperatures,   which  cause  material  con- 

rTi  r    As  a  matler  of  fact.it  iTraore  than  doubtful  if  the  test,  as 

1 iLd   in  any  way  represents  the  behavior  of  the  comparatively  thin 

ronduoted.  in  any        g.  bitumioom  pavement.     The  theory 

?T£  b^V^edU-S<SiW  STSSni  adhesiveness.0'^ 

.^>lv  thMO  materials  which  appear  to  be  most  sticky  at  normal  tempera- 

n   show  a  high  ductility  at  normal  temperature,  but  if  the  theory  holds 

!  u.  thoir  adhesiveness  falls  off  more  markedly  with  decrease  in  tempera- 

[J .  '    than  does  the  initial  adheaivouess  of  materials  with  a  normally  low 

l  Milltv      Also,  if  this  theory  is  unqualifiedly  admitted,  it  would  seem 

-Enable  to  conclude  that  the  adhesiveness  of  an  asphalt  cement  of,  say. 

llTuenotraUon  is  lees  than  that  of  the  same  type  of  asphalt  cement  of  150 

Juration      The  binding  strength  of  the  former  is,  however,  known  U 

t     hiiher      From  the  above  it  is  evident  that  correct  interpretation  of  the 

I     ilHtv  test   except  as  a  means  of  identification  and  control,  is  no  simple 

matW     ln  W>lierai-  fOT  ■  "veQ  tvDe  of  hitumin<)us  material,  the  ductilitj 

decreases  as  the  specific  gravity  increases. 

40.     Melting  Point 

Conditions  Affecting  the  Melting  Point  Determination.     As  bituminooi 

materials  are  not  definite  individual  chemical  compounds  but  mixtures  o 

meat  number  of  compounds,  and  as  those  which  are  ordinarily  «rm« 

«lidJ  are  not  true  solids  but  merely  solid  solutions,  it  follows  that  the] 

have  no  true  melting  point.     In  other  words,  pur©  bitumen  whict 

'"*    -      -  —J  —J  u«i-  -•  — -mal  temperature,  it  heated,  will  gradual!) 

it  is  fluid  and  no  critical  temperature  cat 

be  observed  for  its  change  from  aolii 

to  liquid  form.     Any  method  of  de 

termining  the  melting  point  of  bitumi 

nous    materials    is    therefore   purel; 

arbitrary  and  gives  purely  arbitral: 

results.     A  great  many  methods  hav 

been    devised    for    determining    tbj 

melting  point  of  these  materials,   bo 

those  perhaps  most  commonly  used  i 

ZL,      connection  with  materials  of  intern 

in  highway  engineering  are  the  cub 

3      method  and  the  ring  and  ball  method 
Cube  Method.   There  are  two  varil 
tions  to  the  cube  method,  one  in  whie 
the  cube  of  bituminous  material  i 
suspended  in  air  and  the  other  in  whie 
it  is  suspended  in  water.     The  lath; 
is  sometimes  used  for  very  soft  matar 
als  which  have  a  gravity  greater  tha 
s.     Wherever  possible,  however,  the  air  bat 
.    This  method  is  used  by  the  U.  3. 0.  P.  I 
by  the  Spec.  Com.  Mat.  Road  Cons..  An 
lion  of  the  melting  point  of  tar  products.  Tl 
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melting  point  apparatus  is  shown  in  Fig.  34.     The  material  to  be  examined 
b  first  melted  in  a  spoon  by  the  gentle  application  of  heat  until  sufficiently 
fluid  to  pour  readily.     When  heating,  care  should  be  taken  that  it  suffer  no 
appreciable  loss  by  volatilisation.     It  is  then  poured  into  a  0.5-in  brass  cubi- 
cal mold  /  which  has  been  amalgamated  with  mercury  and  which  is  placed  on 
an  amalgamated  brass  plate.     The  brass  may  be  amalgamated  by  washing 
it  first  with  a  dilute  solution  of  mercuric  chloride  or  nitrate,  after  which  the 
mercury  is  rubbed  into  the  surface.     By  this  means  the  bituminous  material 
is,  to  a  considerable  extent,  prevented  from  sticking  to  the  sides  of  the  mold. 
The  hot  material  should  slightly  more  than  fill  the  mold,  and,  when  cooled, 
the  excess  may  be  cut  off  with  a  hot  spatula.    After  cooling  to  room  tem- 
perature, the  cube  is  removed  from  the  mold  and  fastened  upon  the  lower 
arm  of  a  No.  12  wire  (Brown  &  Sharp©  gauge),  e  bent  at  right  angles  and 
suspended  beside  a  thermometer  in  a  covered  Jena  glass  beaker,  b,  of  400 
cu  cm  capacity,  which  is  placed  in  a  water  bath,  or,  for  high  temperatures, 
a  cottonseed-oil  bath.     The  wire  should  be  passed  thru  the  center  of  two 
opposite  faces  of  the  cube,  which  is  suspended  with  its  base  1  in  above  the' 
bottom  of  the  beaker.    The  water  or  oil  bath  consists  of  an  800-cu  cm  low- 
form  Jena  glass  beaker  a,  suitably  mounted  for  the  application  of  heat  from 
below.     The  beaker  in  which  the  cube  is  suspended  is  of  the  tall-form  Jena 
type  without  lip.     The  metal  cover  has  two  openings  as  shown  in  d.     A 
cork,  thru  which  passes  the  upper  arm  of  the  wire,  is  inserted  in  one  hole 
and  the  thermometer  in  the  other.     The  bulb  of  the  thermometer  should  be 
just  level  with  the  cube  and  at  an  equal  distance  from  the  side  of  the  beaker. 
In  order  that  a  reading  of  the  thermometer  may  be  made,  if  necessary,  at 
the  point  which  passes  thru  the  cover,  the  hole  is  made  triangular  in  shape 
and  covered  with  an  ordinary  object  glass  thru  which  the  stem  of  the  ther- 
mometer may  be  seen.     Readings  made  thru  this  glass  should  be  calibrated 
to  the  angle  of  observation,  which  may  be  made  constant  by  always  sighting 
from  the  front  edge  of  the  opening  to  any  given  point 
on  the  stem  of  the  thermometer  below  the  cover. 
After  the  test  specimen  has  been  placed  in  the  ap- 
paratus, the  liquid  in  the  outer  vessel  is  heated  in 
■uch  a  manner  that  the  thermometer  registers  an  in- 
crease of  5°  C  (9°  F)  per  min.     The  temperature 
at  which  the  bituminous  material  touches  a  piece  of 
paper  placed  in  the  bottom  of  the  beaker  is  taken  as 
the  melting  point.  Determinations  made  in  the  man- 
ner described  should  not  vary  more  than  2°  C  (3.6° 
F)  for  different  tests  of  the  same  material.   At  the  be- 
ing of  this  test  the  temperature  of  both  bitumen 
bath  should  be  approximately  25°  C  (77°  F). 
and  Ball  Method,  Am.  Soc.  Test.  Mat    In 
916  Com.  D-4  of  the  Am.  Soc.  Test.  Mat.  and  in 
the  Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc. 
E.  (13)  recommended  the  following  method  for  de-   Fig.  85.      Malting  Point 
ing  the  softening  point  of  bituminous  materials       Apparatus  for  Ring  and 
ther  than  tar  products,  for  adoption  as  standard:       Ball  Method 
M  Dbfinttion.     Ring  and  ball  method. 

**  Apparatus.    Brass  ring  %  in  in  diameter,  \i  in  deep,  %t  in  wall,  sus- 
1  in  above  bottom  of  beaker.     Steel  ball  %  in  in  diameter,  weighing 
tween  3.45  g  and  3.50  g.     Standardized  thermometer.     Glass  beaker, 
proximately  600  cu  cm  capacity.     See  Fig.  35. 
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"Operation.  Carefully  melt  sample  and  fill  ring  with  material  to  be 
tested.  Remove  any  excess.  Place  ball  in  center  of  ring  and  suspend  in 
beaker  containing  approximately  400  cu  cm  of  water  at  a  temperature  of 
5°  C  (41°  F).  Arrange  thermometer  bulb  within  H  in  of  sample  and  at 
same  level.  Apply  heat  uniformly  over  bottom  of  beaker  in  quantity 
sufficient  to  raise  temperature  5°  C  (9°  F)  per  min.  Record  temperature 
at  starting  test  and  every  minute  thereafter  until  test  is  completed.  Rate 
of  heating  is  very  important.  Softening  point  is  temperature  at  which  speci- 
men has  dropped  1  in.  Successive  tests  should  average  within  3°  C  (5.4° 
F).  For  temperatures  above  95°  C  (203°  F),  glycerine  should  be  used 
instead  of  water." 

Value  of  the  Melting  Point  Determination.  The  melting  point  of  a 
bituminous  material  is  directly  related  to  its  hardness  and  hrittleness  but  the 
relations  are  not  the  same  for  all  types  of  materials.  Like  most  of  the  other 
physical  tests  it  may  serve  as  a  method  of  control  and  identification.  For 
a  given  type  of  material  the  melting  point  usually  rises  as  the  specific  gravity 
increases  and  as  the  penetration  decreases.  A  partly  blown  petroleum  residu- 
um may,  however,  be  manipulated  so  as  to  obtain  a  number  of  combinations 
of  penetration  and  melting  point.  Thus,  if  a  fluid  petroleum  residuum 
is  blown  to  a  given  penetration,  its  melting  point  will  be  much  higher 
than  tho  a  residuum  of  the  same  penetration  had  been  produced  by  dis- 
tillation alone.  Intermediate  melting  points  for  that  penetration  may 
therefore  be  secured  by  varying  the  amount  of  distillation  prior  to  or 
with  the  blowing  process.  High  melting-point  materials  are  as  a  rule 
less  susceptible  to  the  ordinary  temperature  changes  than  are  low  melting- 
point  products.  When  used  as  a  seal  coat  or  as  a  filler  they  are  therefore 
less  likely  to  bleed  in  warm  weather. 

41.    Flash  and  Burning  Points 

Open-Cup  Method.  For  ordinary  work  the  open-cup  method  of  deter- 
mining the  flash  and  burning  points  of  bituminous  materials  is  sufficiently 
accurate.  For  this  purpose  a  Cleveland  or  Tagliabue  Oil  Tester,  as  shown 
in  Fig.  36,  is  used.     Such  a  tester  consists  of  a  brass  water  or  oil  bath  a 

resting  upon  a  stand  b  and  heated  by  means  of  a  Bun- 
sen  burner.  The  oil  to  be  tested  is  placed  in  the  brass* 
cup  c  and  a  thermometer  adjusted  so  that  its  bulb  is 
completely  covered  with  the  material.  For  low-flashing 
products  the  outer  bath  is  filled  with  water  or  cotton- 
seed oil,  but  for  high-flashing  products  the  space  is  left 
empty.  The  method  of  making  the  test  is  similar  to 
that  described  under  the  closed-cup  method. 

Closed-Cup    Method.    As   determinations   of   flash 

X\W       points  are  subject  to  closer  check  in  a  closed  cup  than 
11         in  an  open  cup,  the  closed-cup  method  is  to  be  pre- 
H         ferred  for  accurate  work  and  has  been  recommended 
|1        by  the  Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc.  C.  E. 
(13).     For  this  purpose  the  New  York  State  Board  of 
Fig.  36    Open-Cup     Health  Oil  Tester,  as  shown  in  Fig.  37,  is  ordinarily 
Oil  Tester  usecj  m  tne  examination  of  bituminous  materials  for 

use  in  highway  engineering.     This  instrument  consists 

of  a  copper  oil  cup  a  of  about  300  cu  cm  capacity,  which  is  heated  in  a  water 

^  6  by  a  small  Bunsen  flame.     The  cup  is  provided  with  a  glnm 

tying  a  thermometer  d  and  a  hole  e  for  inserting  the  testing  flame. 
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The  testing  flame  is  obtained  from  a  jet  of  gas  passed  thru  a  piece  of  glass 
tubing,  and  should  be  about  5  mm  in  length. 

The  flash  test  is  made  as  follows:  The  oil-cup  should  first  be  removed 
and  the  bath  filled  with  water  or  cottonseed  oil.  The  oil  may  always  be 
used  and  is  Vecessary  for  bituminous  materials  flashing  at  a  temperature 
of  over  100°  C  (212°  F).  The  oil  cup  should  be  replaced  and  filled  with  the 
material  to  be  tested  to  within  3  mm  of  the  flange  joining  the  cup  and  the 
vapor  chamber  above.  The  glass  cover  is  then  placed  on  the  oil  cup 
and  the  thermometer  so  adjusted  that  its  bulb  is  just  covered  by  the 
bituminous  material.  The  Bunsen  flame  should  be  applied  in  such  a 
manner  that  the  temperature  of  the  material  in  the  cup  is  raised  at 
the  rate  of  about  5°  C  (9°  F)  per  min.  From  time  to  time  the  .testing 
flame  is  inserted  in  the  opening  in  the  cover  to  about  half  way  between 
the  surface  of  the  material  and  the  cover.  The  appearance  of  a  faint  bluish 
flame  over  the  entire  surface  of  the  bituminous  material  shows  that  the 
flash  point  has  been  reached  and  the  temperature  at  this  point  is  taken. 

The  burning  point  of  the  material  may  now  be  obtained  by  removing 
the  glass  cover  and  replacing  the  thermometer  in  a  wire  frame.  The  tem- 
perature is  raised  at  the  same  rate  and  the  material  tested  as  before.  The 
temperature  at  which  the  material  ignites  and  burns  is  taken  as  the  burn- 
ing point.  At  the  conclusion  of  this  test  the  flame  should  not  be  blown 
out  for  danger  of  splashing  the  hot  material,  but  a  metal  cover  or  ex- 
tinguisher should  be  placed  over  the  ignited  material. 
The  Flash  and  Burning  Point  Determinations  Are 
of  Value  as  a  quick  means  of  differentiating  heavy 
crude  and  fluid  residual  products.  All  crude  fluid  bi- 
tuminous materials  have  much  lower  flash  points 
than  residuals,  the  flash  points  of  which  increase  as 
the  temperature  of  distillation  at  which  they  are  pro- 
duced increases.  '  In  general,  for  a  given  type  of 
material,  the  lower  its  specific  gravity  the  lower  its 
flash  point.  Cut-back  products  produced  with  a  light 
volatile  flux  necessarily  show  a  lower  flash  point  than 
do  straight  residuals  of  the  same  viscosity,  float  test, 
or  penetration,  and  are  thus  quickly  indicated.     The 

i    flash  point  of  asphalt  cements  which  are  not  cut- 

>■  back  products  almost  invariably  exceeds  163°  C 
(325°  F)  and  is  usually  higher  than  200°  C  (392°  F). 
Under  certain  working  conditions  the  temperature  at 

I    which  a  material  flashes   may   be  considered  as  a 

;    danger  point  and  in  specifications  the  flash  point 

'  limit  is  often  placed  at  a  higher  temperature  than 
that  to  which  it  will  be  necessary  to  heat  the  mate- 
rial  while   being   used.     Sometimes   the   flash   and 

;    burning  points  of  a  material  are  quite  close  together, 

J  and  in  other  cases  they  are  quite  far  apart.  The 
relation  of  flash  to  burning  point  is  largely  dependent 

[    upon  the  amount  present  in  the  material  of  that  vola- 

i    tile  constituent  which  first  flashes.     The  flash  and 

\    burning  points  of  a  mixture  of  hydrocarbons  are  seldom  those  of  the  most 

I  volatile  constituents  as  the  presence  of  the  heavier  bodies  tends  to  retard 
volatilization  of  the  lighter.  The  flash  and  burning  points  of  two  or  more 
constituents  of  a  mixture  are  not  additive  so  that  those  of  the  mixture  c 


Fig.  87.  N.  Y.  State 
Board  of  Health  Oil 
Tester 


714 


Bituminous  Materials 


Sect.  12 


not  be  predetermined.  The  mixture  should,  however,  show  flash  and  burn- 
ing points  lying  between  those  of  the  constituents.  In  reports  of  results 
and  in  specifications,  the  type  of  cup  should  be  indicated,  as  the  open  cup 
usually  gives  considerably  higher  results  than  the  closed  cup  in  which  the 
evolved  vapors  are  more  or  less  confined. 

42.    Volatilization  Tests 

The  New  York  Testing  Laboratory  Oven  is  most  commonly  used  in 
making  volatilisation  or  evaporation  tests  on  bituminous  materials.  The 
size  and  shape  of  oven,  its  method  of  heating,  and  ventilation  are  important 
factors  in  connection  with  the  volatilization  test,  and  no  entirely  satisfac- 
tory type  has  as  yet  been  designed.  Uniform  temperature  is  also  extremely 
important  and  some  type  of  thermo-regulator  is  required  to  control  the  tem- 
perature. The  New  York  Testing  Laboratory  Oven  equipped  with  thermo- 
regulator  is  shown  in  Fig.  38.  This  oven  is  cylindrical  in  shape  and  consists 
of  an  inner  compartment  fitted  with  a  circular  perforated  metal  shelf  for 
holding  the  samples  under  test.  This  shelf  should  be  covered  with  a  heavy 
perforated  sheet  of  asbestos  to  minimise  the  direct  conduction  of  heat  from 
the  metal  to  the  sample  holders.  A  cylindrical  outer  compartment  equipped 
with  a  hinged  cover  at  the  top  is  fitted  over  the  inner  compartment  leaving 
an  air  space  between  the  two.  The  oven  is  heated  from  below  by  means 
of  a  ring  burner  with  perforations  systematically  placed  so  as  to  equalise 

the  flames  as  nearly  as  possible.  The 
top  or  cover  of  the  oven  contains  a 
number  of  openings  to  allow  of  air 
circulation  and  the  insertion  of  ther- 
mometers and  gas  regulator.  The 
oven  is  usually  equipped  with  a  fan  or 
air  stirrer  below  the  shelf  which  may  be 
operated  from  a  pulley  connected  to  a 
shaft  which  extends  upward  thru  the 
center  opening  in  the  top.  Use  of  the 
fan  during  the  test,  however,  has  been 
generally  discontinued.  A  gas  regu- 
lator is  inserted  thru  one  of  the  open- 
ings in  the  top  of  the  oven,  and 
two  thermometers  are  inserted  thru 
others  so  that  their  bulbs  are  at  the 
same  level  as  the  samples  under  test.  The  bulb  of  one  of  these  thermometers 
is  in  the  air  and  that  of  the  other  is  placed  in  a  bath  of  heavy  non-volatile 
oil.  The  latter  serves  to  show  the  temperature  of  the  samples  during  test, 
while  the  former  gives  prompt  warning  of  any  sudden  changes  in  temper- 
ature due  to  draught,  irregularities  in  gas  pressure,  etc.  The  gas  regulator 
should  be  adjusted  so  that  the  thermometer  in  the  oil  is  maintained  at 
the  correct  temperature  of  the  test. 

Am.  Soc.  Test.  Mat.  Method.    In  1916  the  Am.  Soc.  Test.  Mat.  adopted, 
and  in  1918  the  Spec.  Com.  Mat.  Road  Cons.  Am.  Soc.  C.  E.  (13)  recom- 
mended the  following  test  for  loss  on  heating  of  oils  and  asphaitic  compounds 
for  adoption  as  standard:     "  The  amount  lost  by  oils  and  asphaitic  com- 
pounds when  they  are  heated  in  an  oven  at  a  temperature  of  163°  C  (325°F) 
"r  minus  1°  C  (2°  F)  shall  be  determined  by  heating  60  g  of  the  water- 
Htance  contained  in  a  flat-bottomed  dish,  the  inside  dimensions  of 
e  approximately  55  mm  (2  He  in)  in  diameter  by  35  mm  (lHiu) 


Fig.  38.    N.  Y.  Testing  Laboratory 
Oven 
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deep  (3-oa  Gill  style  ointment  box,  deep  style)  for  5  hr.  The  oven  in  which 
the  substance  is  heated  shall  be  brought  to  the  prescribed  temperature  before 
the  sample  is  introduced,  and  the  temperature  of  the  sample  under  test 
shall  be  regarded  as  that  of  a  similar  quantity  of  the  same  material  imme- 
diately adjoining  it  in  the  oven,  in  which  the  bulb  of  a  standardined  ther- 
mometer is  immersed.    The  oven  may  be  either  ot  circular  or  rectangular 
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form  and  the  source  of  heat  either  gas  or  electricity.  The  samples  under 
test  shall  rest  in  the  same  relative  position  in  a  single  row  upon  a  perforated 
circular  shelf  248  mm  (9>/i  in)  in  diameter.  Fig.  39,  suspended  by  a  vertical 
shaft  midway  in  the  oven  which  is  revolved  by  mechanical  means  at  the 
rate  of  from  5  to  6  rev  per  min.  Notes:  If  additional  periods  of  heating 
are  desired,  it  is  recommended  that  they  be  made  in  successive  increments 
of  5  hr  each.  If  the  residue  after  heating  is  to  be  tested  for  penetration, 
the  sample  should  be  thoroly  mixed  by  stirring  until  it  is  cool,  and  there- 
after manipulated  in  accordance  with  the  directions  of  the  standard  test 
for  penetration  of  bituminous  materials." 

Conditions  Affecting  the  VoUtiUtation  Test.  Besides  the  oven  itself  and 
the  temperature  employed,  there  are  a  number  of  other  conditions  that 
affect  the  volatilisation  test.  The  most  important  of  these  is  the  relation 
of  exposed  surface  area  to  the  volume  of  sample  tested.  This  means  that 
for  a  given  diameter  of  container  variable  percentages  of  loss,  by  volatili- 
sation will  occur  for  different  volumes  or  weights  of  a  given  sample  which 
is  tested.  This  particularly  true  for  materials  that  show  a  high  loss  under 
the  test,  and  aa  the  consistency  of  the  residue  is  largely  dependent  upon 
the  percentage  of  loss  by  volatilisation,  it  follows  that  for  a  given  tempera- 
ture and  time  of  test  the  penetration  of  the  residue  will  vary  with  the  rela- 
tion of  the  diameter  of  the  container  and  the  weight  of  sample  tested. 
It  will  be  noted  that  in  the  two  methods  above  described  the  diaij>«'«' 
specified  for  the  container  is  approximately  the  same,  but  that  one  m< 
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specifies  a  20  g  sample  while  the  other  specifies  a  50  g  sample.  In  report- 
ing results,  therefore,  it  is  customary  to  indicate  the  weight  of  sample 
tested  as  well  as  the  temperature  and  time  of  test.  The  20  g  sample  has 
been  most  commonly  used  for  the  harder  grades  of  asphalt  cements,  but  as 
this  amount  does  not  afford  sufficient  depth  for  a  determination  of  the 
penetration  of  the  residue  obtained  from  the  softer  asphalt  cements,  a 
strong  preference  is  being  shown  for  the  50  g  sample.  Stirring  the  sample 
after  the  3  and  4  hr  period,  as  described  in  the  preceding  paragraph,  is  not 
common  practice.  It  involves  the  weighing  of  a  stirring  rod  for  each  sample. 
The  ordinary  procedure  is  to  allow  the  test  to  run  for  five  continuous  hours. 

Value  of  the  Volatilization  Test.  The  volatilisation  test  at  163°  C  (325°  F) 
is  commonly  made  upon  petroleum  and  asphalt  products  but  seldom  upon  tar 
products.  The  temperature  was  originally  selected  as  being  that  at  which 
a  refined  asphalt  is  usually  fluxed  to  produce  an  asphalt  cement.  With 
few  exceptions,. it  may  also  be  considered  as  the  maximum  allowable  tem- 
perature to  heat  bituminous  materials  for  direct  use.  Materials  which  are 
likely  to  be  heated  to  this  temperature  should  preferably  show  an  open 
flash  test  which  is  higher.  Asphalt  cements  of  the  consistency  which  is  de- 
sired to  be  maintained  after  use  should  show  a  low  loss  under  the  volatili- 
sation test  and  the  residue  should  not  show  an  undue  decrease  in  penetra- 
tion or  hardening  as  compared  with  the  original  sample.  Carefully  pre- 
pared asphalt  cements  of  less  than  100  penetration  at  25°  C  (77°  F)  do 
not  as  a  rule  show  a  loss  of  over  1  or  2%,  and  the  same  is  true  of  most 
fluxed  native  asphalts,  altho  those  produced  from  Bermudez  asphalt  may 
run  slightly  higher.  For  such  products  it  is  customary  to  specify  that  the 
penetration  of  the  residue  at  25°  C  (77°  F)  shall  be  not  less  than  50%  of 
that  of  the  original  material  at  25°  C  (77°  F).  Heavy  residual  fluxes  as  a 
rule  show  a  loss  of  less  than  5%  under  this  test.  On  the  other  hand,  cut- 
back asphalts  are  supposed  to  show  a  relatively  high  loss  and  to  harden 
materially  when  subjected  to  the  volatilization  test.  Irrespective  of  the 
consistency  of  the  original  material,  the  residues  from  cut-back  asphalts 
should  show  a  penetration  which  is  not  materially  higher  than  that  which 
it  is  desired  to  maintain  under  service  conditions.  When  testing  fluxed 
products  such  as  carpeting  mediums  the  residue  from  the  volatilisation 
test  may  be  subjected  to  the  float  test  if  too  soft  for  its  penetration  to  be 
determined.  This  is  particularly  valuable  where  the  float  test  can  be  made 
upon  both  the  original  material  and  its  residue.  In  some  cases  the  volatili- 
sation test  is  made  at  other  temperatures  than  163°  C  (325°  F).  Thus  the 
tendency  of  a  material  to  harden  very  rapidly  after  use  is  shown  by  a  test 
at  100°,  105°  or  110°  C  (212°,  221°  or  230°  F).  If  the  test  is  to  be  made 
upon  a  tar  product  a  relatively  low  temperature  should  be  used,  as  163°  C 
(325°  F)  is  unnecessarily  severe  for  tars,  owing  to  the  fact  that  it  is  never 
necessary  to  heat  them  to  this  temperature  during  use  and  if  they  are  so 
heated  they  are  apt  to  be  seriously  injured.  In  general,  for  a  given  type 
of  residual  product,  the  loss  by  volatilisation  decreases  with  increase  in 
specific  gravity,  flash  point,  and  specific  viscosity  or  float  test,  and  decreases 
in  penetration  if  it  is  a  semisolid  or  solid. 

Evaporation  Test  for  Determining  Percent  of  Asphalt.  An  evaporation 
or  volatilisation  test  has  been  used  to  some  extent  in  determining  the  so- 
called  asphalt  content  of  fluid  petroleum  products.  In  such  a  test  a  weighed 
quantity  of  the  material  is  heated  in  an  open  dish.  At  intervals  the  sample 
;«  « Unwed  to  cool  and  its  penetration  taken  at  25°  C  (77°  F).  When  the 
ihows  a  penetration  of  approximately  100  it  is  weighed,     The  weight 
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percentage  of  such  residue  is  then  reported  as  the  asphalt,  content  of  the 
material.  In  some  cases  a  maximum  temperature  of  260"  C  (500°  F)  is 
specified.  At  considerably  lower  temperatures,  however,  chemical  changes 
are  often  produced  in  the  material  tested  and  the  residue  does  not  then 
represent  asphalt  which  was  present  in  the  original  material  but  asphalt 
which  is  actually  manufactured  by  the  test  itself.  Such  asphalt  would  in 
moat  cases  never  be  developed  under  ordinary  conditions  of  use  and  the 
term  asphalt  content  as  applied  to  the  results  of  this  test  is  therefore  mislead- 
ing. In  1914  the  Committee  on  "  Standard  Tests  for  Road  Materials  "  of 
the  Am.  Soc.  Test.  Mat.  recommended  that  the  Uie  ot  the  term  asphalt  con- 
tent be  discontinued.  The  test  itself  is  inaccurate  and  greatly  affected  by 
conditions  which  are  seldom  taken  into  account.  Thus  the  percentage  of 
residue  will  vary  with  the  temperature  employed,  and  the  frequency  of 
stirring  the  heated  sample  if  it  is  stirred,  as  oxidation  is  largely  responsible 
for  the  hardening.  A  higher  percentage  of  residue  of  a  given  penetration 
may  usually  be  obtained  by  frequent  stirring  than  by  undisturbed  volatili- 
sation, owing  to  more  intimate  contact  of  the  oxygen  ot  the  air  with  the 
mass  of  material. 

43.     Distillation  Teste 
Am.   Soc,   Test.   Mat.   Method.    In    1916   the    following    method   for 
the  distillation  of  bituminous  materials  suitable  for  road  treatment  was 
adopted  as  standard  by  the  Am.  Soc.  Tost.  Mat.,  and  in  1918  the  Spec. 
Com.  Mat.  Road.  Cons.,  Am.  Soc.  C.  E.  (13)  recommended 
llation  tests  of  complicated  hydro- 
>  carefully  standardised  in  all  details 
ibtained  by  different  operators.    The 
i  selected  after  an  exhaustive  investi- 
thods  which  were  in  common  use. 
■In  as  received  shall  be  thorory  stirred 
necessary,  to  insure  a  complete  mix. 
>r  analysis  is  removed. 
le  presence  of  water  is  suspected  or 
1  be  dehydrated  before  distillation. 
material  is  placed  in  an  800  cu  cm 
i  a  distilling  head  connected  with  a 
A   ring   burner   is    used,   starting 
j  at  the  top  of  the  still,  and  grad- 
f  necessary,  until  all  the  water  has 
The  distillate  is  collected  in  a  200 
cu  cm  separatory  funnel  with  the 
tube  cut  off  close  to  the  stopcock. 
1    When  all  the  water  has  been  driven 
over  and  the  distillate  has  settled 
out,  the  water  is  drawn  off  and  the 
oils  returned  to  the  residue  in  the 
still.    The   contents   of   the  still 
shall  have  cooled  to  below  100°  C 
(212°  F)   before  the  oils  are  re- 
turned,  and   they   shall   be  well 
stirred  and  mixed  with  the  residue. 
"  Apparatus.     The    apparatus 
shall  consist  of  the  following  stand. 
na.4*.    DntOlatlon  Apparatus  ard  parts: 
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Flask.    The  distillation   flask  shall  be  a  250  cu  cm  Engler  distilling 
flask,  having  the  following  dimensions: 

Diameter  of  bulb 8.0  cm 

Length  of  neck 15.0  cm 

Diameter  of  neck 1.7  cm 

Surface  of  material  to  lower  side  of  tubulature. . . .     11.0  cm 

Length  of  tubulature 15.0  cm 

Diameter  of  tubulature 0.9  cm 

Angle  of  tubulature 75° 

A  variation  of  3%  from  the  above  measurements  will  be  allowed. 
"  Thermometer.     The    thermometer    shall    conform    to    the    following 
requirements: 

"  It  shall  be  made  of  thermometric  glass  of  a  quality  equivalent  to  suitable 
grades  of  Jena  or  Corning  make.  It  shall  be  thoroly  annealed.  It  shall 
be  filled  above  the  mercury  with  inert  gas  which  will  not  act  chemically  on 
or  contaminate  the  mercury.  The  pressure  of  the  gas  shall  be  sufficient  to 
prevent  separation  of  the  mercury  column  at  all  temperatures  of  the  scale. 
There  shall  be  a  reservoir  above  the  final  graduation  large  enough  so  that 
the  pressure  will  not  become  excessive  at  the  highest  temperature.  The 
thermometer  shall  be  finished  at  the  top  with  a  small  glass  ring  or  button 
suitable  for  attaching  a  tag.  Each  thermometer  shall  have  for  identification 
the  maker's  name,  a  serial  number,  and  the  letters  '  A.  S.  T.  M.  Distillation*' 
"  The  thermometer  shall  be  graduated  from  0°  to  400°  C  at  intervals  of 
1°  C.  Every  fifth  graduation  shall  be  longer  than  the  intermediate  ones, 
and  every  tenth  graduation  beginning  at  zero  shall  be  numbered.  The 
graduation  marks  and  numbers  shall  be  clear-cut  and  distinct. 
11  The  thermometer  shall  conform  to  the  following  dimensions: 

Total  length,  maximum 385  mm; 

Diameter  of  stem 7  mm;  permissible  variation,  0.5  mm; 

Diameter  of  bulb,  minimum      5  mm ;  and  shall  not  exceed  diameter  of  stem; 

Length  of  bulb 12.5  mm;  permissible  variation,  2.5  mm; 

Distance  of  0°  to  bottom 

of  bulb 30  mm;  permissible  variation,     5  mm; 

Distance  from  0°  to  400°  . .  295  mm;  permissible  variation,   10  mm. 

"  The  accuracy  of  the  thermometer  when  delivered  to  the  purchaser  shall 
be  such  that  when  tested  at  full  immersion  the  maximum  error  from  0°  to 
200°  C  shall  not  exceed  the  following: 

From      0°  to  200°  C 0.5°  C; 

From  200°  to  300°  C 1.0°  C; 

From  300°  to  375°  C 1.5°  C. 

"  The  sensitiveness  of  the  thermometer  shall  be  such  that  when  cooled 
to  a  temperature  of  74°  C  below  the  boiling  point  of  water  at  the  barometric 
pressure,  at  the  time  of  test,  and  plunged  into  free  flow  of  steam,  the  meniscus 
shall  pass  the  point  10°  C  below  the  boiling  point  of  water  in  not  more 
than  6  sec. 

"  The  thermometer  shall  be  set  up  as  for  the  distillation  test,  using  water, 
naphthalene,  and  benzophenone  as  distilling  liquids.  The  correctness  of 
the  thermometer  shall  be  checked  at  0°  and  100°  C  after  each  third  distilla- 
tion until  seasoned." 

"  Condenser.     The  condenser  tube  shall  have  the  following  dimensions: 

Adaptor 70  mm 

Length  of  straight  tube .  .  ,  f  , 185  mm 

S  of  tube . . , , ,..,m 12  to  15  mm 

of  adaptor  $nc(  of  tube, ,,,,, 20to25  mm 
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"Stands.  Two  iron  stands  shall  be  provided,  one  with  a  universal  clamp 
for  holding  the  condenser,  and  one  with  a  light  grip  arm  with  a  cork-lined 
clamp  for  holding  the  flask. 

"Burner  and  Shield.  A  Bunsen  burner  shall  be  provided,  with  a  tin  shield 
20  cm  Ions  by  9  cm  in  diameter.  The  shield  shall  have  a  small  hole  for 
observing  the  flame. 

"  Cylinders.  The  cylinders  used  in  collecting  the  distillate  shall  have  a 
capacity  of  25  cu  cm  and  shall  be  graduated  in  tenths  of  a  cubic  centimeter. 

"Setting  up  the  Apparatus.  The  apparatus  shall  be  set  up  as  shown 
in  Fig.  40,  the  thermometer  being  placed  so  that  the  top  of  the  bulb  is 
opposite  the  middle  of  the  tubulature.     All  connections  should  be  .tight. 

"  Method.  One  hundred  cubic  centimeters  of  the  dehydrated  mate- 
rial to  be  tested  shall  be  placed  in  a  tared  flask  and  weighed.  After  ad- 
justing the  thermometer,  shield,  condenser,  etc,  the  distillation  is  com- 
menced, the  rate  being  so  regulated  that  1  cu  cm  passes  over,  every  min- 
ute. The  receiver  is  changed  as  the  mercury  column  just  passes  the  frac- 
tionating point.  The  following  fractions  should  be  reported:  Start  of 
distillation  to  110°  C;  110°  to  170°  C;  170°  to  236°  C;  235°  to  270°  C;  270° 
to  300°  C;  residue.  To  determine  the  amount  of  residue,  the  flask  is 
weighed  again  when  distillation  is  complete.  During  the  distillation  the 
condenser  tube  shall  be  warmed  when  necessary  to  prevent  the  deposition 
of  any  sublimate.  The  percentages  of  fractions  should  be  reported  both 
by  weight  and  by  volume." 

Standard  Creosotexs'  Distillation  Test.  While  the  preceding  method  is 
suitable  for  use  in  connection  with  the  distillation  of  all  types  of  bituminous 
materials,  the  following  method  as  given  in  Bulletin  65  of  the  American 
Railway  Engineering  and  Maintenance  of  Way  Association  has  been  widely 
used  in  the  examination  of  creosoting  oils.  The  apparatus  as  shown  in 
Pig.  41  consists  of  a  glass-stoppered  retort  having  a  capacity  of  approxi- 
mately 8  os  up  to  the  bend  of  the  neck  when  the  bottom  of  the  retort  and 
the  mouth  of  the  off-take  are  in  the  same  plane.  A  nitrogen-filled  mercury 
thermometer  graduated  in  .  full  degrees 
Centigrade  is  used  for  recording  the 
temperatures.  The  following  is  fur- 
ther specified:  "  The  bulb  of  the  retort 
and  at  least  2  in  of  the  neck  must  be 
and  remain  covered  with  a  shield  of 
heavy  asbestos  paper,  shaped  as  shown 
in  diagram,  during  the  entire  process  of 
distillation,  so  as  to  prevent  heat  radia- 
tion, and  between  the  bottom  of  the  re- 
tort and  the  flame  of  the  lamp  or  burner 
two  sheets  of  wire  gause,  each  20-mesh 
fine  and  at  least  6  in  square,  must  be 
placed.  It  is  also  recommended  that  the 
flame  be  protected  against  air  currents. 
An  ordinary  tin  can,  from  which  a  por- 
tion of  the  bottom  and  all  of  the  top  have 
been  removed,  placed  on  a  support  at- 
tached to  the  burner,  as  shown  in  dia- 
gram, has  been  found  to  answer  the  pur- 
pose. Before  beginning  the  distillation  the  retort  should  be  carefully  weighed 
and  exactly  100  g  of  the  oil  placed  therein,  the  same  being  weighed  in  the  retort. 


Fig.  41.    Standard  Creoaotera' 
Distillation  Apparatus 
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The  thermometer  should  be  inserted  in  the  retort  with  the  lower  end  of 
the  bulb  %  in  from  the  surface  of  the  oil,  and  the  condensing  tube  attached 
to  the  retort  by  a  tight  cork  joint.  The  distance  between  the  bulb  of  the 
thermometer  and  the  end  of  the  condensing  tube  should  not  be  less  than 
20  nor  more  than  24  in,  and  during  the  progress  of  the  distillation  the 
thermometer  must  remain  in  its  original  position.  The  distillates  should 
be  collected  in  weighed  bottles  and  all  fractions  determined  by  weight. 
Reports  are  to  be  made  on  the  following  fractions:  0°to  170°  C;  170°  to 
200°  C;  200°  to  210°  C;  210°  to  236°  C;  235°  to  270°  C;  270°  to  315°  C; 
315°  to  355°  C.  For  practical  purposes  there  will  be  no  need  of  reporting 
on  all  of  these  fractions.  It  will  be  sufficient  to  report  on  the  fractions  as 
follows:  below  200°  C;  200°  to  210°  C;  210°  to  236°  C;  236°  to  315°  C; 
above  315°  C.  Reports  are  to  be  made  on  individual  fractions.  In  mak- 
ing such  reports,  it  is  to  be  distinctly  understood  that  those  fractions  do 
not  necessarily  refer  to  individual  compounds.  In  other  words,  the  frac- 
tions between  210°  and  235°  C  will  not  necessarily  be  all  naphthalene,  but 
will  probably  contain  a  number  of  other  compounds.  The  distillation 
should  be  a  continuous  one  and  should  take  about  45  min.  When  any 
measurable  quantity  of  water  is  present  in  the  oil,  the  distillation  should 
be  stopped,  the  oil  separated  from  the  water,  and  returned  to  the  retort, 
when  the  distillation  should  be  recommenced  and  the  previous  readings 
discarded." 

Value  of  Distillation  Test.  The  distillation  test  as  applied  to  tars  is 
valuable  both  as  a  means  of  ascertaining  their  method  of  preparation  and 
suitability  for  a  given  purpose.  In  this  connection  it  takes  the  place  of 
the  volatilisation  test,  which  is  usually  restricted  to  the  examination  of 
petroleum  and  asphalt  products.  All  crude  tars  contain  water  and  the 
appearance  of  water  in  the  distillate  therefore  indicates  a  crude  material, 
especially  if  accompanied  by  an  appreciable  quantity  of  light  oil.  Heavy 
refined  tars  which  have  become  contaminated  with  water  show  a  sudden 
rise  in  distillation  temperature  after  the  water  has  been  removed.  The 
presence  of  high  percentages  of  naphthalene  is  indicated  by  the  proportion 
of  the  various  distillates  which  solidify  upon  cooling.  In  this  connection 
it  is  always  well  to  note  the  character  of  each  fraction  obtained.  The  extent 
of  distillation  in  the  manufacture  of  the  original  material  is  indicated  by  the 
temperature  at  which  distillation  commences  in  the  test  am)  the  relative 
quantities  of  the  fractions  obtained.  Cutback  products  usually  show  an 
abnormal  amount  of  some  given  fraction  as  compared  to  the  amount  that 
would  be  obtained  from  a  straight  distilled  residue  of  the  same  consistency. 
After  the  distillation  test  is  completed  it  is  often  of  interest  to  determine 
the  melting  point  of  the  pitch  residue  which,  if  obtained  by  distillation  to 
300°  C,  should  seldom  e  coed  75°  C.  Tar  distillates  are  soluble  in  dimethyl 
sulphate  while  petroleum  and  asphalt  distillates  are  not.  Mixtures  of  tar 
with  petroleum  or  asphalt  products  are  therefore  detected  by  the  presence 
of  an  appreciable  quantity  of  distillate,  which  when  shaken  up  with  an 
excess  of  dimethyl  sulphate  shows  a  separation  of  insoluble  material.  A 
fraction  distilling  above  300°  C  is  usually  selected  for  the  dimethyl  sulphate 
test  (34a)  when  the  presence  of  a  petroleum  or  asphalt  product  is  suspected. 
Different  tars  vary  so  in  character  that  it  is  difficult  to  define  the  exact 
relation  of  the  distillation  test  to  other  tests.  In  general,  however,  for  a 
given  type  of  residual  tar  the  percentage  of  total  distillate  decreases  as  the 
specific  gravity  and  viscosity  or  float  test  increases. 
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Carbon  Disulphide.  According  to  standard  definition,  all  bitumen  w  sol- 
uble in  carbon  disulphide.  The  percent  of  total  bitumen  in  a  bituminous 
material  is  therefore  determined  by  its  solubility  in  carbon  disulphide.  This 
solvent  is  an  etherial  mobile  liquid  which  is  extremely  inflammable  and 
should  be  handled  with  great  care.  It  is  very  volatile  and  when  mixed 
with  air  its  vapors  spontaneously  ignite  at  a  temperature  slightly  higher 
than  that  of  live  steam.  When  used  for  testing  bituminous  materials  extra- 
ordinary precautions  should  therefore  be  taken  to  prevent  possible  fire  or 
explosion. 

The  Ordinary  Filtration  Method  substantially  as  de»cril)ed  by  Hubbard 
and  Reeve  (25b)  and  recommended  by  the  Spec.  Com.  Mat.  Road  Cons., 
Am.  Soc.  C.  £.  (13),  is  as  follows: 

This  test  consists  in  dissolving  the  bituminous  material  in  carbon  disul- 
phide and  recovering  any  insoluble' matter  by  filtering  the  solution  thru  an 
asbestos  felt.  The  form  of  Gooch  crucible  best  adapted  for  the  determin- 
ation is  4.4  cm  wide  at  the  top,  tapering  to  3.6  cm  at  the  bottom,  and  is 
2.5  cm  deep.  For  preparing  the  felt  the  necessary  apparatus  is  arranged 
as  shown  in  Fig.  42,  in  which  a  is  the  filtering  flunk,  6  a  rubber  stopper, 
c  the  filter  tube,  and  d  a  section  of  rubber  tubing  which  tightly  clasps  the 
Gooch  crucible  e.  The  asbestos  is  cut  with  scissors  into  pieces  not  exceeding 
1  cm  in  length,  after  which  it  is  shaken  up  with  just  sufficient  water  to  pour 
easily.  The  crucible  is  filled  with  the  suspended  asbestos,  which  is  allowed 
to  settle  for  a  few  moments.  A  light  suction  is  then  applied  to  draw  off  all 
the  water  and  leave  a  firm  mat  of  asbestos  in  the  crucible.  More  of  the 
suspended  material  is  added,  and  the  operation  is  repeated  until  the  felt 
is  so  dense  that  it  scarcely  transmits  light  when  held  so  that  the  bottom  of 
the  crucible  is  between  the  eye  and  the  source  of  light.  The  felt  should  then 
be  washed  several  times  with  water,  and  drawn  firmly  against  the  bottom  of 
the  crucible  by  an  increased  suction.  The  crucible  is 
removed  to  a  drying  oven  for  a  few  minutes,  after 
which  it  is  ignited  at  red  heat  over  a  Bunsen  burner, 
cooled  in  a  dessicator  and  weighed.  From  2  to  3  g  of 
bituminous  material  or  about  10  g  of  an  asphalt  top- 
ping or  rock  asphalt  is  now  placed  in  the  Erlenmeyer 
flask,  which  has  been  previously  weighed,  and  the 
accurate  weight  of  the  sample  is  obtained.  One  hun- 
dred cubic  centimeters  of  c.  p.  carbon  disulphide  is 
poured  into  the  flask  in  small  portions,  with  continual 
agitation,  until  all  lumps  disappear  and  nothing  ad- 
heres to  the  bottom.  The  flask  is  then  corked  and  set  Ffc-  42.  Filtration 
aside  for  15  min.     After  being  weighed,  the  Gooch  cru-  Apparatus 

cible  containing  the  felt  is  set  up  over  the  dry  pressure 
flask,  as  shown  in  Fig.  42,  and  the  solution  of  bitumen  in  carbon  disulphide  is 
decanted  thru  the  felt  without  suction  by  gradually  tilting  the  flask,  with  care 
not  to  stir  up  any  precipitate  that  may  have  settled  out.  At  the  first  sign 
of  any  sediment  coming  out,  the  decantation  is  stopped  and  the  filter  allowed 
to  drain.  A  small  amount  of  carbon  disulphide  is  then  washed  down  the 
sides  of  the  flask,  after  which  the  precipitate  is  brought  upon  the  felt  and 
the  flask  scrubbed,  if  necessary,  with  a  feather  or  "  policeman,"  to  remove 
all  adhering  material.  The  contents  of  the  crucible  are  washed  with  carbon 
disulphide  until  the  washings  run  colorless.  Suction  is  then  applied  until 
there  is  practically  no  odor  of  carbon  disulphide  in  the  crucible,  after  which 
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the  outside  of  the  crucible  is  cleaned  with  a  small  amount  of  the  solvent. 
The  crucible  and  contents  are  dried  in  a  hot-air  oven  at  100°  C  (212°  F) 
for  about  20  min,  cooled  in  a  desiccator,  and  weighed.  If  any  appreciable 
amount  of  insoluble  matter  adheres  to  the  flask,  it  should  also  be  dried  and 
weighed,  and  any  increase  over  the  original  weight  of  the  flask  should  be 
added  to  the  weight  of  insoluble  matter  in  the  crucible.  The  total  weight  of 
insoluble  material  may  include  both  organic  and  mineral  matter.  The 
former,  if  present,  is  burned  off  by  ignition  at  a  red  heat  until  no  incan- 
descent particles  remain,  thus  leaving  the  mineral  matter  or  ash,  which  can 
\ye  weighed  on  cooling.  The  difference  between  the  total  weight  of  material 
insoluble  in  carbon  disulphide  and  the  weight  of  substance  taken  equals  the 
total  bitumen,  and  the  percentage  weights  are  calculated  and  reported  as 
total  bitumen,  and  organic  and  inorganic  matter  insoluble,  on  the  basis  of 
the  weight  of  material  taken  for  analysis.  This  method  is  quite  satisfactory 
for  straight  oil  and  tar  products,  but  where  native  asphalts  are  present  it 
will  sometimes  be  found  practically  impossible  to  retain  all  of  the  finely 
divided  mineral  matter  on  an  asbestos  felt.  It  is,  therefore,  generally  more 
accurate  to  obtain  the  result  for  total  mineral  matter  by  direct  ignition  of  a  1 
g  sample  in  a  platinum  crucible  or  to  use  the  result  for  ash  obtained  in  the 
fixed  carbon  test.  The  total  bitumen  is  then  determined  by  deducting 
from  100%  the  sum  of  the  percentages  of  total  mineral  matter  and  organic 
matter  insoluble.  If  the  presence  of  a  carbonate  mineral  is  suspected,  the 
percentage  of  mineral  matter  may  be  most  accurately  obtained  by  treating 
the  ash  from  the  fixed  carbon  determination  with  a  few  drops  of  ammonium 
carbonate  solution,  drying  at  100°  C  (212°  F),  then  heating  for  a  few  min- 
utes at  a  dull  red  heat,  cooling,  and  weighing  again.  When  difficulty  in 
filtering  is  experienced,  as  when  Trinidad  asphalt  is  present  in  any  amount, 
a  period  of  longer  subsidence  than  15  min  is  necessary,  and  the  following 
standard  method  adopted  in  1911  by  the  Am.  Soc.  Test.  Mat.  is  recom- 
mended. 

Am.  Soc.  Test.  Mat.  Method.  "  After  drying,  from  2  to  15  g,  as  may  be 
necessary  to  insure  the  presence  of  1  to  2  g  of  pure  bitumen,  are  weighed 
into  a  150-cu  cm  tared  Erlenmeyer  flask,  and  treated  with  100  cu  cm  of 
carbon  disulphide.  The  flask  is  then  loosely  corked  and  shaken  from  time 
to  time  until  all  large  particles  of  the  material  have  been  broken  up.  It  is 
then  set  aside  for  48  hr  to  settle.  The  solution  is  decanted  into  a  similar 
flask  that  has  been  previously  weighed.  As  much  of  the  solvent  is  poured 
off  as  possible  without  disturbing  the  residue.  The  contents  of  the  first 
flask  are  again  treated  with  fresh  carbon  disulphide,  shaken  as  before,  and 
put  away  with  the  second  flask  for  48  hr  to  settle. 

"  The  liquid  in  the  second  flask  is  then  carefully  decanted  upon  a  weighed 
Gooch  crucible,  3.2  cm  in  diameter  at  the  bottom,  fitted  with  an  asbestos 
filter,  and  the  contents  of  the  first  flask  are  similarly  treated.  The  asbestos 
filter  is  made  of  ignited  long-fiber  amphibole,  packed  in  the  bottom  of  a 
Gooch  crucible  to  the  depth  of  not  over  }4  in.  In  filtering,  no  vacuum  is  to 
be  used  and  the  temperature  is  to  be  kept  between  20°  and  25°  C.  After 
passing  the  liquid  contents  of  both  flasks  thru  the  filter,  the*  residue  on  the 
filter  is  thoroly  washed,  and  the  residues  remaining  in  them  are  shaken 
with  more  fresh  carbon  disulphide  and  allowed  to  settle  for  24  hr,  or  until 
it  is  seen  that  a  good  subsidation  has  taken  place.  The  solvent  in  both 
flasks  is  then  again  decanted  thru  the  filter,  and  the  residues  remaining  in 
them  are  washed  until  the  washings  are  practically  colorless.  All  washings 
~>assed  thru  the  Gooch  crucible. 
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"  The  crucible  and  both  flasks  are  then  dried  at  125°  C  and  weighed.     The 

filtrate   containing  the  bitumen   is  evaporated,    the   bituminous  residue 

:  burned,  and  the  weight  of  the  ash  thus  obtained  added  to  that  of  the  residue 

in  the  two  flasks  and  the  crucible.     The  sum  of  these  weights  deducted 

1  from  the  weight  of  substance  taken  gives  the  weight  of  soluble  bitumen." 

!     Centrifugal  Method.    A  number  of  centrifugal  methods  have  been  devised 

!  for  the  extraction  and  determination  of  bitumen  in  bituminous  aggregates. 

|  No  one  method  is  ideal  for  all  conditions,  but  the  following  method,  as 

described  by  Hubbard  and  Reeve  (25b)  is  of  particular  interest  in  connection 

with  the  determination  of  total  bitumen  in  coarse  bituminous  aggregates. 

It  is  also  useful  for  the  purpose  of  recovering  the  extracted  bitumen  and 

aggregate  for  subsequent  examination.     The  apparatus  used  is  shown  in 

Fig.  43. 

It  consists  of  a  )■{  h.p.  1 100  rev  per  min  vertical  shaft  electric  motor  a  with 
the  shaft  projecting  into  the  cylindrical  copper  box  b,  the  bottom  of  which 
is  so  inclined  as  to  drain  to  the  spout  c.     A  He  in  circular  brass  plate  9^ 
in  in  diameter  is  shown  in  d,  and  upon  this  rests  the  sheet-iron  bowl  e,  which 
is  8^  in  in  diameter  by  2 Me  in  high,  and  has  2  in  circular  hole  in  the  top. 
Fastened  to  the  inner  side  of  the  bowl  is  the  brass  cup  /,  having  a  circle 
of   y%  in  holes  for  the  admission  of  the  solvent,  and  terminating  in  the 
hollow  axle,  which  fits  snugly  thru  a  hole  at  the  center  of  the  brass  plate. 
The  bowl  may  be  drawn  firmly  against  a  felt-paper  ring  g,  %  in  wide,  by* 
means  of  the  2J4  in  milled  nut  a,  for  which  the  hollow  axle  is  threaded  for 
a  distance  of  H  in  directly  below  the  upper  surface  of  the  plate.     The  axle 
fits  snugly  over  the  shaft  of  the  motor,  to  which  it  is  locked  by  a  slot  and 
cross  pin  i.     The  aggregate  is  prepared  for  analysis  by  heating  it  in  an 
enamelware  pan  on  the  hot  plate  until  it  is  sufficiently  soft  to  be  thoroly 
distintegrated  by  means  of  a  large  spoon.     Care  must  be  taken,  however, 
that  the  individual  particles  are  not  crushed.     If  a 
section  of  pavement  is  under  examination,   a  piece 
weighing  somewhat  over  1  kg  may  be  cut  off  with 
hammer  and  chisel.     The  disintegrated  aggregate  is 
then  allowed  to  cool,  after  which  a  sufficient  amount 
is  taken   to  yield  on  extraction  from  50  to  60  g  of 
bitumen.     It  is  placed  in  the  iron  bowl  and  a  ring  % 
in  wide,  cut  from  the  felt  paper,  is  fitted  on  the  rim, 
after  which  the  brass  plate  is  placed  in  position  and 
drawn  down  tightly  by  means  of  the  milled  nut.     If 
the  bitumen  is  to  be  recovered  and  examined,  the  felt 
ring  should  be  previously  treated  in   the  empty   ex- 
tractor with  a  couple  of  charges  of  carbon  disulphide 
in  order  to  remove  any  small  amount  of  grease  or  rosin 
that  may  be  present  altho  a  proper  grade  of   felt 
should  be  practically  free  from  such  products.      The 
bowl  is  now  placed  on  the  motor  shaft  and  the  slot 
and  pin  are  carefully  locked.     An   empty  bottle  is 

placed  under  the  spout  and  150  cu  cm  of  carbon  disulphide  is  poured  into 
the  bowl  thru  the  small  holes.  The  cover  is  put  on  the  copper  box  and, 
after  allowing  the  material  to  digest  for  a  few  minutes,  the  motor  is 
started,  slowly  at  first  in  order  to  permit  i".\e  aggregate  to  distribute  uni- 
formly. The  speed  should  then  be  increased  sufficiently  by  means  of  the 
regulator  to  cause  the  dissolved  bitumen  to  flow  from  the  spout  in  a  thin 
stream.     When  the  first  charge  has  drained,  the  motor  is  stopped   and   a 
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fresh  portion  of  disulphide  is  added.  This  operation  is  repeated  from  four 
to  six  times  with  150  cu  cm  of  disulphide.  With  a  Little  experience  the 
operator  can  soon  gage  exactly  what  treatment  is  necessary  for  any  given 
material.  When  the  last  addition  of  solvent  has  drained  off,  the  bowl  is 
removed  and  placed  with  the  brass  plate  uppermost  on  a  sheet  of  manila 
paper.  The  brass  plate  and  felt  ring  are  carefully  laid  aside  on  the  paper 
and,  when  the  aggregate  is  thoroly  dry,  it  can  be  brushed  on  a  pan  of  a 
large  balance  and  weighed.  The  difference  between  this  weight  and  the 
original  weight  taken  shows  the  amount  of  bitumen  extracted.  The  aggre- 
gate may  then  be  tested  as  occasion  requires. 

Recovery  of  Extracted  Bitumen.  When  it  is  desired  to  recover  a  sample 
of  the  extracted  bitumen  from  a  total  bitumen  determination,  the  solu- 
tion of  bitumen  should  be  allowed  to  stand  overnight  in  order  to  permit 
the  settling  of  any  fine  mineral  matter  that  is  sometimes  carried  thru  the 
felt  ring  in  the  extractor.  The  solution  is  then  decanted  into  a  flask  and 
the  solvent  is  driven  off  by  means  of  heat  from  an  incandescent  lamp  until 
the  residue  is  of  a  thick  sirupy  consistency.  Meanwhile  the  solvent  is 
condensed  and  recovered  in  any  suitable  manner.  The  residue  is  poured 
into  an  11-cm  porcelain  evaporating  dish,  and  evaporated  on  a  steam  bath. 
The  most  scrupulous  care  must  be  taken  at  all  times  that  no  flames  are 
in  its  immediate  vicinity.  Evaporation  is  carried  on  at  a  gentle  heat, 
with  continual  stirring,  until  foaming  practically  ceases.  It  is  advisable  to 
have  a  large  watch  glass  at  hand  to  smother  the  flames  quickly  should  the 
material  ignite.  As  the  foaming  subsides,  the  heat  of  the  steam  bath  may 
be  gradually  raised,  and  evaporation  is  continued  until  the  bubbles  beaten 
or  stirred  to  the  surface  of  the  bitumen  fail  to  give  a  blue  flame  or  odor  of 
sulphur  dioxide  when  ignited  by  a  small  gas  jet.  The  dish  of  bitumen 
should  then  be  set  in  a  hot-air  oven  maintained  at  105°  C  (221°  F)  for 
about  an  hour  after  which  it  is  allowed  to  cool.  Its  general  oharacter  is 
noted  and  any  tests  for  bitumens  that  are  necessary  are  then  made  upon  it. 

Value  of  Total  Bitumen  Determination.  The  total  bitumen  determina- 
tion is  ordinarily  made  upon  all  types  and  grades  of  bituminous  materials. 
There  appears  to  be  a  strong  tendency  toward  the  purchase  of  bituminous 
materials  upon  a  bitumen  basis,  as  determined  by  their  solubility  in  carbon 
disulphide.  This  is  a  perfectly  rational  practice  in  the  case  of  liquid  bitu- 
minous materials  and  bituminous  cements,  but  not  for  bituminous  aggre- 
gates such  as  asphalt  block,  rock  asphalts,  etc.  All  bituminous  distillates 
produced  by  fractional  distillation  are  completely  soluble  in  carbon  disul- 
phide. Residual  petroleum  products  should  also  be  almost  completely 
soluble.  A  small  amount  of  still  ash  and  extraneous  organic  matter  is, 
however,  usually  present  and  an  allowance  of  approximately  0.5%  may 
therefore  be  made  for  total  material-  insoluble  in  carbon  disulphide.  If  the 
organic  matter  insoluble  exceeds  0.5%  there  is  strong  indication  that  the 
petroleum  has  been  cracked  or  locally  overheated  with  possible  resultant 
injury  to  the  finished  product.  Native  asphalts  and  products  produced  by 
fluxing  the  native  asphalts  ordinarily  contain  appreciable  amounts  of  both 
mineral  matter  and  organic  matter  insoluble  in  carbon  disulphide.  Gilson- 
ite  is  one  of  the  few  exceptions  to  this  rule.  Where  the  exact  percentage  of 
total  insoluble  matter  is  known  for  a  refined  native  asphalt,  it  is  possible 
to  frmrniite  with  considerable  accuracy  the  amount  of  such  asphalt  present 
alt  cement  produced  by  fluxing  it.  In  such  computation  the 
ix  is  assumed  to  be  completely  soluble  unless  information  to 
has  been  secured.     Practically  all  of  the  material  in  tar  prod- 
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nets  which  is  insoluble  in  carbon  disulphide  consists  of  organic  matter  or 
free  carbon,  and  the  percentage  of  free  carbon  is  thus  determined.  Refined 
water-gas  tars  may  be  distinguished  from  refined  coal  tars  of  the  same 
consistency  by  their  relatively  small  percentage  of  free  carbon.  Gas-house 
coal  tars,'  particularly  those  produced  from  horizontal  retorts,  may  usually 
be  distinguished  from  coke-oven  tars  and  vertical  retort  tars  by  their  rela- 
tively high  percentage  of  free  carbon.  For  refined  tars  of  the  same  viscosity 
or  float  test,  the  specific  gravity  becomes  higher  as  the  solubility  in  carbon 
disulphide  decreases.  The  same  is  true  of  asphalt  cements  produced  from 
the  same  native  asphalt  if  such  asphalt  contains  insoluble  material.  As  the 
solubility  of  a  bituminous  material  in  carbon  disulphide  is  entirely  depen- 
dent upon  the  non-bituminous  constituents  present,  it  is  evident  that  no 
definite  relations  can  be  expressed  between  the  physical  and  chemical  prop- 
erties of  the  actual  bitumen  present  and  the  solubility  of  the  material  in 
this  solvent.  In  other  words,  irrespective  of  specific  gravity,  consistency 
and  other  properties,  all  pure  bitumen  dissolves  in  carbon  disulphide.  An 
oily,  greasy  distillate  is  therefore  just  as  much  bitumen  as  a  hard  brittle 
residue.  The  total  bitumen  determination  is  particularly  valuable  as  a 
laboratory  control  test  in  the  preparation  of  bituminous  aggregates.  The 
serviceability  of  a  bituminous  aggregate  is  not  only  dependent  upon  the 
physical  and  chemical  properties  of  the  bituminous  cement  but  also  upon 
the  percentage  of  such  cement  which  is  present.  Too  much  may  be  almost 
at  bad  as  too  little,  and  the  exact  percentage  should  therefore  be  adjusted 
to  meet  the  character  and  grading  of  the  mineral  aggregate  which  is  used. 
When  once  the  proper  combination  of  bituminous  cement  and  a  given 
aggregate  has  been  experimentally  ascertained,  the  percent  of  bitumen  as 
determined  by  test  should,  for  different  lots  of  the  same  bituminous  aggre- 
gate, fall  within  comparatively  narrow  limits. 

Rational  Percent  of  Bitumen  in  Bituminous  Aggregates.  The  determin- 
ation of  the  percentage  of  bitumen  in  a  bituminous  material  as  ordi- 
narily made  is  upon  a  weight  basis.  As  a  means  of  comparing  different 
bituminous  aggregates  the  weight  basis  is  irrational  unless  the  relations 
of  weight  to  volume  are  the  same  for  the  mixtures  compared.  In 
any  bituminous  aggregate  the  volume  of  bitumen  is  a  most  important 
factor  from  the  standpoint  of  covering  capacity,  thickness  of  film  and,  in 
some  cases,  the  reduction  of  voids.  In  view  of  the  rather  wide  variation 
in  specific  gravity  of  ordinary  bituminous  cements  and  mineral  aggregates 
the  volume  method  of  comparison  is  the  most  rational.  The  volume  or 
rational  percent  of  bitumen  in  a  bituminous  aggregate  may  be  determined 
by  recovery  of  the  bitumen  after  its  extraction  and  determination  upon  a 
weight  basis.  The  specific  gravity  of  the  recovered  bitumen  should  be 
determined  as  well  as  that  of  the  mineral  aggregate.  From  this  data  the 
volume  proportions  of  each  are  ascertained  by  dividing  their  weight  percent 
by  their  respective  specific  gravity.  These  proportions  transposed  to  total 
100  are  the  rational  or  volume  percentages  of  the  constituents.  The  for- 
mula fox  expressing  the  rational  percent  of  bitumen  is  as  follows,  where  x 
represents  the  rational  percent  of  bitumen,  p  the  weight  percent  of  bitu- 
men, a  the  specific  gravity  of  the  bitumen,  and  b  the  specific  gravity  of  the 

100  p  b 


pb  +a  (100-p) 

The  importance  of  the  use  of  the  rational  percent  of  bitumen  as  a  basis 
of  comparison  may  be  illustrated  by  considering  two  bituminous  aggre- 
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gates  which  contain  6%  by  weight  of  bitumen  and  are  practically  identical 
in  so  far  as  the  consistency  of  bitumen  and  grading  of  the  aggregate  are 
concerned.  According  to  the  ordinary  interpretation  of  results  of  analysis, 
the  two  mixtures  might  be  considered  as  equivalents.  If,  however,  it  is 
found  that  the  first  mix  is  composed  of  an  aggregate  with  a  specific  gravity 
of  2.60  while  the  recovered  bitumen  shows  a  specific  gravity  of  1.17  and 
that  the  aggregate  of  the  second  mix  has  a  specific  gravity  of  3.50  while 
the  recovered  bitumen  shows  a  specific  gravity  of  0.960,  the  rational  per- 
cent of  bitumen  would  be  found  to  differ  greatly  in  the  two  mixes,  as  follows: 

r«m«fiHM»if.  Percent         Specific         Rational         Rational 

constituents  by  Weight      Gravity       Proportion        Percent 

First  Mix 

Aggregate 94  +    2.60     -         87.6  -       88.0 

Bitumen 6  ^     1.17     -  5.1  -       12.0 

100  100.0 

Second  Mix 

Aggregate 94  +     3.50     -         26.9       -       81.0 

Bitumen 6  +    0.96     -           6.8       -       19.0 

100  100.0 

From  the  results  given  in  the  last  column  it  is  evident  that  the  first  mix* 
has  a  bitumen  equivalent  of  about  two-thirds  that  of  the  second  mix,  altho 
the  percentages  by  weight  are  the  same.  The  variation  of  7%  bitumen 
(which  is  the  difference  between  the  rational  percentages  19  and  12)  might, 
for  a  given  type  of  aggregate,  mean  the  difference  between  success  and 
failure.  m 

45.    Naphtha  Insoluble  Bitumen  (Asphaltenes) 

Petroleum  Naphthas  are  not  definite  chemical  compounds,  but  are  com- 
posed of  a  number  of  hydrocarbons  which  vary  in  character  and  quantity 
according  to  the  petroleum  from  which  they  have  been  distilled.  Their 
solvent  action  upon  petroleum  and  asphalt  products  therefore  varies  greatly. 
Thus,  naphthas  produced  from  asphaltic  petroleums,  consisting  mainly  of 
naphthene  and  polymcthylene  hydrocarbons,  are  much  more  powerful  sol- 
vents of  the  heavier  asphaltic  hydrocarbons  than  are  the  paraffin  naphthas. 
Moreover,  the  solvent  power  of  any  given  type  of  naphtha  increases  with 
its  specific  gravity.  As  the  main  object  of  the  naphtha  insoluble  bitumen 
test  is  to  separate  the  heavier  hydrocarbons  of  an  asphaltic  nature  from  the 
other  constituents,  a  light  paraffin  distillate  is  usually  employed.  One  of 
86°  B  gravity  distilling  between  40°  and  65°  C  (104°  and  149°  F)  has  been 
used  to  a  considerable  extent,  as  has  also  an  88°  B  naphtha,  the  solvent 
power  of  which  is  approximately  the  same  as  that  of  the  86°  B  products. 
Heavier  naphthas,  such  as  66°  B  and  72°  B,  are  also  less  frequently  used. 

Method  of  Determination.  The  bitumen  in  petroleum  and  asphalt  prod- 
ucts which  is  insoluble  in  paraffin  naphtha  is  known  as  asphaltenes.  As 
the  percentage  of  asphaltenes,  as  determined  by  test,  is  largely  dependent 
upon  the  gravity  and  type  of  naphtha  used  as  a  solvent,  a  report  of  results 
should  state  the  gravity  of  the  naphtha  and  preferably  its  boiling  point 
limits  as  well.  The  determination  is  not  entirely  satisfactory  and  investi- 
gations have  been  conducted  with  a  view  to  finding  some  solvent  of  definite* 
chemical  composition  which  will  satisfactorily  replace  naphtha  and  more 
nearly  insure  uniform  results  on  the  part  of  different  analysts.  Pentane, 
alc^"1  ••"*  *»ther  have  been  suggested  for  this  purpose  but  have  not  been 
r  '.    The  following  method  for  determining  bitumen  insoluble 
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in  paraffin  naphtha  is  as  described  by  Hubbard  and  Reeve  (25b).    This 
determination  is  made  in  the  same  general  manner  and  with  the  same 
apparatus  as  described  in   the  second   paragraph   of  Art.  44  under  the 
ordinary   filtration  method  for  the  determination  of  total  bitumen, 
except  that  100  cu  cm  of  86°  B  paraffin  naphtha  is  employed  as  a  solvent 
infffrMn*    of   carbon  disulpbide.     Considerable  difficulty  is  sometimes  ex- 
perienced in  breaking  up  the  heavy  semisolid  bituminous  materials;  the 
surface  of  the  material  is  attacked,  but  it  is  necessary  to  remove  some  of 
the  insoluble  matter  in  order  to  expose  fresh  material  to  the  action  of  the 
solvent.     It  is,  therefore,  advisable  to  heat  the  sample  after  it  is  weighed, 
allowing  it  to  cool  in  a  thin  layer  around  the  lower  part  of  the  flask.     If 
difficulty  is  still  experienced  in  dissolving  the  material,  a  rounded  glass 
rod  will  be  found  convenient  for  breaking  up  the  undissolved  particles. 
Not  more  than  one-half  of  the  total  amount  of  naphtha  required  should 
be  used  until  the  sample  is  entirely  broken  up.     The  balance  of  the  100 
cu  cm  is  then  added,  and  the  flask  is  twirled  a  moment  in  order  to  mix 
the  contents  thoroly,  after  which  it  is  corked  and  set  aside  for  30  min. 
In  T"*l""g  the  nitration  the  utmost  care  should  be  exercised  to  avoid  stir- 
ring up  any  of  the  precipitate,  in  order  that  the  filter  may  not  be  clogged 
and  that  the  first  decantation  may  be  as  complete  as  possible.     The  sides 
of  the  flask  should  then  be  quickly  washed  down  with  naphtha,  and,  when 
the  crucible  has  drained  the  bulk  of  insoluble  matter  is  brought  upon  the 
felt.     Suction  may  be  applied  when  the  filtration  by  gravity  almost  ceases, 
hut  should  be  used  sparingly,  as  it  tends  to  clog  the  filter  by  packing  the 
precipitate  too  tightly.     The  material  on  the  felt  should  never  be  allowed 
to  run  entirely  dry  until  the  washing  is  completed,  as  shown  by  the  color- 
less filtrate.     When  considerable  insoluble  matter  adheres  to  the  flask,  no 
attempt  should  be  made  to  remove  it  completely.     In  such  cases  the  adher- 
ing material  is  merely  washed  until  free  from  soluble  matter,  and  the  flask 
m  dried  with  the  crucible  at  100°  C  (212°  F)  for  about  1  hr,  after  which  it  is 
cooled  and  weighed.     The  percentage  of  bitumen  insoluble  is  reported  upon 
the  basis  of  total  bitumen  taken  as  100.    The  difference  between  the  material 
insoluble  in  carbon  disulphide  and  in  the  naphtha  is  the  bitumen  insoluble 
in  the  latter.     Thus,  if  in  a  certain  instance  it  is  found  that  the  material 
insoluble  in  carbon  disulphide  amounts  to  1%  and  that  10.9%  is  insoluble 
in  naphtha,  the  percentage  of  bitumen  insoluble  would  be  calculated  as 
follows: 

BITUMEN  INSOLUBLE  IN  NAPHTHA         10.9   —  1    _  9J) 

TOTAL  BITUMEN  100  —  1  99  ° 

Value  of  Naphtha  Insoluble  Bitumen  Determination.  While  the  class  of 
bodies  known  as  asphaltenes  in  petroleum  and  asphalt  products  are  of  vari- 
able nature,  it  may  be  said  that  in  general  they  tend  to  give  body  and  con- 
sistency as  well  as  cementitiousness  to  the  materials  in  which  they  occur. 
Thus,  the  native  asphalts  carry  a  high  percentage  of  asphaltenes  while  the 
fluid  native  bitumens  or  petroleums  carry  a  relatively  low  percentage. 
Paraffin  petroleums  contain  less  than  asphaltic  petroleums,  and  petroleum 
distillates,  which  possess  no  cementitiousness,  contain  none  at  all.  Upon 
distillation  of  a  petroleum  the  asphaltenes  tend  to  concentrate  in  the  resid- 
uum, and  under  certain  conditions  new  asphaltenes  are  actually  formed. 
The  blowing  process,  by  causing  what  is  known  as  nucleus  condensation  of 
certain  of  the  lighter  hydrocarbons,  forms  asphaltenes  which  are  directly 
responsible  for  the  gradual  change  of  the  fluid  to  a  semisolid  or  a  solid. 
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Irrespective  of  their  method  of  manufacture,  asphalt  cements  of  a  given 
penetration  at  25°  C  (77°  F)  usually  carry  asphaltenes  within  comparatively 
narrow  percentage  limits  and  at  least  for  a  given  type  of  asphalt  cement  the 
penetration  is  found  to  decrease  as  the  percentage  of  asphaltenes  increases. 
The  percentage  of  asphaltenes  is  usually  additive  and,  for  mixtures,  may  be 
calculated  with  reasonable  accuracy  from  the  amounts  present  in  the  indi- 
vidual constituents  of  the  mixture.  In  fluxing  a  hard  asphalt  to  any  higher 
penetration,  the  amount  of  flux  that  will  be  required  will  therefore  depend 
to  a  considerable  extent  upon  the  percentage  of  asphaltenes  present  in  the 
flux.  The  higher  this  percentage  the  more  will  be  required.  Owing  to 
the  unavoidable  variations  to  which  this  determination  is  subject,  speci- 
fication limitations  of  the  percent  of  bitumen  insoluble  in  naphtha  are 
necessarily  wider  than  tho  a  definite  chemical  compound  was  the  solvent 
used.  The  determination  is  useful  as  a  means  of  identification  in  some 
instances,  particularly  when  considered  in  connection  with  other  test". 
Of  the  Bolid  native  bituminous  materials,  gilsonite  shows  a  high  percentage 
of  asphaltenes,  usually  over  45%,  while  the  bitumen  of  grahamite  appears 
to  be  almost  entirely  composed  of  asphaltenes.  While  the  test  is  not  gen- 
erally applied  to  tars,  it  is  of  interest  to  note  that  the  heavy  refined  tara 
are  almost  entirely  insoluble  in  light  paraffin  naphthas. 

46.    Bitumen  Insoluble  in  Carbon  Tetrachloride  (Carbenes) 

Carbon  Tetrachloride  is  a  volatile,  non-inflammable  liquid  which  is  al- 
most as  powerful  a  solvent  for  bitumen  as  carbon  disulphide.  It  is  a  defi- 
nite chemical  compound  having  the  formula  CCU.  In  the  presence  of  some 
organic  matter,  especially  in  direct  sunlight,  it  tends  to  decompose  slowly 
and  to  liberate  hydrochloric  acid,  altho  under  ordinary  conditions  it  is 
chemically  stable.  With  the  bitumen  which  it  first  dissolves  it  may  later 
react  to  precipitate  a  small  amount  of  insoluble  material.  This  property 
must  be  taken  into  account  in  its  use  as  a  solvent  and  a  short  period  of 
digestion  is  therefore  adopted  in  order  to  prevent  a  determination  of  more 
insoluble  material  than  is  really  present. 

Method  of  Determination.  The  bitumen  in  petroleum  and  asphalt 
products  which  is  insoluble  in  carbon  tetrachloride  is  known  as  carbenes. 
The  determination  is  conducted  in  the  same  general  manner  and  with  the 
same  apparatus  as  described  in  the  second  paragraph  of  Art.  44  under 
the  ordinary  filtration  method  for  the  determination  of  total  bitumen, 
except  that  carbon  tetrachloride  is  employed  as  a  solvent  instead  of  carbon 
disulphide.  The  percentage  of  bitumen  insoluble  in  carbon  tetrachloride  is 
reported  upon  the  basis  of  total  bitumen  taken  as  100.  The  difference 
between  the  material  insoluble  in  carbon  disulphide  and  in  carbon  tetra- 
chloride is  the  bitumen  insoluble  in  the  latter.  The  method  of  calculating 
and  reporting  results  is  therefore  the  same  as  described  in  the  second  para- 
graph of  Art.  45  under  the  determination  of  naphtha  insoluble  bitumen. 

Value  of  the  Carbon  Tetrachloride  Insoluble  Bitumen  Determination. 
The  presence  of  carbenes  in  petroleum  and  asphalt  products  is  indicative 
of  unnecessarily  high  temperatures  in  their  production.  Most  carefully 
prepared  petroleum  residuums  are  as  completely  soluble  in  carbon  tetra- 
chloride as  in  carbon  disulphide.  Incipient  cracking  due  to  local  over- 
heating or  prolonged  exposure  to  high  temperatures  is  indicated  by  the 
prr-  *  "arbenes  altho  no  coke  or  organic  material  insoluble  in  carbon 

*  have  been  formed.     Where  carbenes  in  petroleum  residuums 
d  by  an  appreciable  amount  of  organic  matter  insoluble  in 
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carbon  disulphide,  indications  point  strongly  to  injury  of  the  material  by 
decomposition  of  some  of  the  hydrocarbons  present.  Some  native  asphalts, 
such  as  the  Trinidad  and  Cuban  products,  are  slightly  more  soluble  in 
carbon  tetrachloride  than  in  carbon  disulphide,  while  others  that  have  been 
produced  in  nature  at  relatively  high  temperatures  show  appreciable  quan- 
tities of  carbenes.  Grahamite  in  particular  may  show  as  high  as  60  or  70% 
of  carbenes.  With  the  exception  of  grahamite,  however,  the  percentage 
of  carbenes  in  most  petroleum  and  asphalt  products  for  use  in  highway  en- 
gineering is  commonly  specified  as  less  than  0.5%.  There  is  no  direct  rela- 
tion which  may  be  expressed  between  the  percentage  of  carbenes  and  other 
physical  and  chemical  properties  of  a  material.  Thus,  a  fluid  petroleum 
residuum  carelessly  manufactured  may  contain  a  relatively  large  amount, 
while  a  solid  residuum  carefully  prepared  from  the  same  petroleum  may  be 
entirely  soluble  in  carbon  tetrachloride.  All  distillates  produced  by  the 
fractional  distillation  of  bituminous  materials  are  completely  soluble  in  this 
solvent.  As  a  rule,  tars  are  not  as  soluble  in  carbon  tetrachloride  as  in 
carbon  disulphide,  but  the  difference  in  solubility  appears  to  bear  no  rela- 
tion to  the  amount  of  free  carbon  which  is  present  in  the  tar.  In  routine 
examination  of  tars  carbon  tetrachloride  is  not  employed  as  a  solvent  and 
the  term  carbenes  is  therefore  confined  to  constituents  in  petroleum  and 
asphalt  products. 

47.    Fixed  Carbon 

Method  of  Determination.  The  fixed  carbon  determination  is  a  purely 
arbitrary  test  for  bituminous  materials  which  has  been  borrowed  from  the 
ordinary  methods  of  coal  analysis.  In  1911  the  Am.  Soc.  Test.  Mat. 
adopted  a  "Provisional  Method  for  the  Determination  of  Residual  Coke 
in  Bituminous  Compounds."  This  method,  as  described  in  somewhat  more 
detail  by  Hubbard  and  Reeve  (25b)  is  as  follows.  The  determination  is  made 
in  accordance  with  the  method  recommended  in  1899 
by  the  Com.  on  Coal  Analysis,  Am.  Chem.  Soc. 
(12).  The  apparatus  is  illustrated  in  Fig.  44.  One 
gram  of  the  material  is  placed  in  a  platinum  crucible 
weighing  from  20  to  30  g  and  having  a  tightly  fitting 
cover.  It  is  then  heated  for  7  min  over  the  full 
flame  of  a  Bunsen  burner,  as  shown  in  Fig.  44. 
The  crucible  should  be  supported  on  a  platinum 
triangle  with  the  bottom  from  6  to  8  cm  above  the 
top  of  the  burner.  The  flame  should  be  fully  20  cm 
high  when  burning  freely,  and  the  determination 
should  be  made  in  a  place  free  from  drafts.  The  upper 
surface  of  the  cover  should  burn  clear,  but  the  under 
surface  should  remain  covered  with  carbon,  excepting 
in  the  case  of  some  of  the  more  fluid  bituminous  ma- 
terials, when  the  under  surface  of  the  cover  may  be 
quite  clean.  The  crucible  is  removed  to  a  desiccator 
and  when  cool  is  weighed,  after  which  the  cover  is  re- 
moved, and  the  crucible  is  placed  in  an  inclined  posi- 
tion over  the  Bunsen  burner  and  ignited  until  nothing  but  ash 
remains.  Any  carbon  deposited  on  the  cover  is  also  burned  off.  The 
weight  of  ash  remaining  is  deducted  from  the  weight  of  the  residue 
after  the  first  ignition  of  the  sample.  This  gives  the  weight  of  the  so- 
called  fixed  or  residual  carbon,  which  is  calculated  on  a  basis  of  the 
total  weight  of  the  sample,  exclusive  of  mineral  matter.    If  the  presence 
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of  a  carbonate  mineral  is  suspected,  the  percentage  of  mineral  matter  may 
be  most  accurately  obtained  by  treating  the  ash  with  a  few  drops  of  am- 
monium carbonate  solution,  drying  at  100°  C  (212°  F),  then  heating  for  a 
few  minutes  at  a  dull  red  heat,  cooling  and  weighing.  An  excellent  form  of 
crucible  for  this  test  is  shown  in  the  illustration.  It  has  a  cover  with  a  flange 
4  mm  wide,  fitting  tightly  over  the  outside  of  the  crucible,  and  weighs 
complete  about  25  g.  Owing  to  sudden  expansion  in  burning  some  of  the 
more  fluid  bitumens,  it  is  well  to  hold  the  cover  down  with  the  end  of  the 
tongs  until  the  most  volatile  products  have  burned  off.  This  method  has 
been  recommended  by  the  Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc.  C.  E.  (13) 
except  with  regard  to  the  method  of  heating,  which  is  specified  as  follows: 
"  The  crucible  and  its  contents  shall  be  heated,  first  gently  and  then  more 
severely,  until  no  smoke  or  flame  shall  issue  between  the  crucible  and  the  lid. 
It  shall  then  be  placed  in  the  full  flame  of  a  Bunsen  burner  for  7  min." 

Value  of  Fixed  Carbon  Determination.  To  be  of  any  real  value  except 
for  the  original  operator,  the  fixed  carbon  determination  should  be  made 
exactly  as  described  in  the  preceding  paragraph.  It  is  not  an  exceedingly 
accurate  test  and  any  attempt  at  variation  in  the  method  of  heating  or  other 
conditions  specified  will  often  greatly  affect  the  results  obtained.  When 
properly  made  the  fixed  carbo  test  may  serve  as  a  means  of  identifying  the 
type  of  petroleum  from  which  a  fluid  or  semisolid  residuum  haa  been 
manufactured.  Par  ffin  petroleums  and  all  petroleum  distillates  yield  little 
or  no  fixed  carbon.  Asphaltic  petroleums  and  their  residual  products  al- 
ways yield  fixed  carbon  but  in  varying  amounts,  according  to  their  origin 
or  method  of  manufacture.  For  a  given  viscosity,  float  test  or  penetration, 
blown  petroleums  show  a  very  low  percentage  of  fixed  carbon,  and  straight 
distilled  Mexican  petroleum  residuums  an  unusually  high  percentage.  For 
any  type  of  petroleum  residuum  fixed  carbon  increases  as  distillation  pro- 
gresses. It  is  therefore  accompanied  by  increase  in  specific  gravity,  per- 
centage of  asphaltenes,  viscosity  and  float  test  and  decrease  in  penetration. 
Native  asphalts  usually  yield  from  11  to  15%  of  fixed  carbon,  altho  the 
harder  varieties  sometimes  run  considerably  higher,  and  in  the  case  of  gra- 
hamite  may  reach  50%  or  over.  The  test  is  seldom  applied  to  tars  or  tar 
products,  owing  to  the  presence  of  free  carbon  which  interferes  with  the 
determination.  In  interpreting  the  fixed  carbon  determination  it  should  be 
remembered  that  the  fixed  carbon  is  actually  produced  from  the  material 
by  destructive  distillation  and  does  not  exist  as  such  in  the  original  mate- 
rial. It  is  therefore  quite  distinct  from  free  carbon,  which  if  determined 
to  exist  at  all  is  actually  present  in  the  original  material  and  is  merely 
separated  from  the  other  constituents  by  means  of  a  solvent. 

48.    Paraffin  Scale 

Method  of  Determination.  No  very  accurate  method  has  as  yet  been 
devised  for  determining  the  percentage  of  paraffin  scale  in  petroleum  and 
asphalt  products.  Most  methods  require  that  the  material  be  first  destruc- 
tively distilled  and  the  paraffin  scale  then  recovered  from  the  distillate. 
Slight  variations  in  method  and  rate  of  distillation  cause  wide  variations  in 
results  and  it  appears  likely  that  solid  paraffins  may  be  both  destroyed  and 
formed  under  different  conditions  of  distillation.  The  method  as  commonly 
used  is  as  follows.  One  hundred  grams  of  the  material  is  first  weighed  into 
a  tared  iron  retort  of  about  8  oz  capacity.  It  is  then  distilled  as  rapidly  as 
possible  without  foaming  over  until  only  a  dry  coke  residue  remains  in  the 
rr  distillate  is  caught  in  a  150-cu  cm  Erlenmeyer  flask,  the  weight 
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of  which  has  been  ascertained.  During  the  early  stages  of  distillation  a 
cold,  damp  towel  wrapped  around  the  stem  of  the  retort  will  serve  to  con- 
dense the  distillate.  After  high  temperatures  have  been  reached,  this 
towel  may  be  removed.  When  the  distillation  is  completed,  the  distillate 
U  allowed  to  cool  to  room  temperature  and  is  then  weighed  in  the  flask. 
This  weight  minus  that  of  the  flask  gives  the  weight  of  the  total  distillate. 
Five  grams  of  the  well-mixed  distillate  are  then  weighed  into  a  100-cu  cm 
Erlenmeyer  flask  and  mixed  with  25  cu  cm  of  Squibb's  ether.  Twenty- 
five  cu  cm  of  Squibb's  absolute  alcohol  is  then  added,  after  which  the 
flask  is  packed  closely  in  a  freezing  mixture  of  finely  crushed  ice  and  salt 
maintained  at  -18°  C  (-0.4°  F).  After  remaining  30  min  in  this  mixture, 
the  solution  is  quickly  filtered  thru  a  No.  575  C.  S.  &  S.  9  cm  hardened 
filter  paper  placed  in  a  glass  funnel,  which  is  packed  in  a  freezing  mix- 
ture, as  shown  in  Fig.  45.  A  vacuum  should  be  employed  to  hasten  filtra- 
tion. The  freezing-mixture  reservoir  shown  by  b  may  be  made  by  cutting 
in  half  a  round  glass  bottle  measuring  approximately  120  mm  in  diameter 
and  using  the  upper  half  in  an  inverted  position.  Any  precipitate  remain- 
ing on  the  paper  should  be  washed  until  free  from  oil  with  about  50  cu 
cm  of  a  1  to  1  mixture  of  Squibb's  ether  and  absolute  alcohol  cooled  to 
-18°  C  (-0.4°  F).  After  the  paper  has  been  sucked  dry,  it  should  be 
removed  from  the  funnel  and  the  adhering  paraffin  scale  should  be  scraped 
off  into  a  weighed  crystallizing  dish  and  dried  on  a  steam  bath.  The 
dish  and  contents  should  then  be  cooled  in  a  desiccator  and  weighed. 
The  weight  of  the  paraffin  scale  so  obtained  divided  by  the  weight  of  the 
distillate  taken'and  multiplied  by  the  percentage  of  the  total  distillate  ob- 
tained from  the  original  sample  equals  the  percentage  of  the  paraffin  scale. 

Value  of  Paraffin  Scale  Determination.    Owing  to  the 
fact  that  the  paraffin  scale  determination  is  subject  to 
wide  variations,  it  is  of  doubtful  value  except  as  an  ap- 
proximate quantitative  test  for  the  purpose  of  identifica- 
tion.    By  some  the  presence  of  solid  paraffins  in  a  bi- 
tuminous material  for  use  in  highway  engineering  is 
believed  to  be  undesirable.     While  it  is  true  that  those 
petroleum   products    in    which    paraffin    hydrocarbons 
greatly  predominate  are  unsuited  for  use  as  cementing 
mediums  and  while  a  high  percentage   of  liquid  par- 
affin hydrocarbons  is  often  indicated  by  the  presence  of 
^'appreciable  amount  of  paraffin  scale,  it  does  not  fol- 
low that  the  latter  are  themselves  entirely  undesirable 
constituents.     In  fact,  if  the   material  in  which  they   **   ' T   tw^*" 
occur  possesses  the  requisite  degree  of  cementitiousness,       ,us  JJJ",-   g." 
the  presence  of  solid  paraffins  may  make  the  material      mg  raramn  acal 
more    chemically    stable  than   it  otherwise  would  be. 
There  appears  to  be  a  general  tendency  to  eliminate  the  paraffin  scale  clause 
in  specifications  for  bituminous  materials  for  the  reasons  above  stated.  Most 
asphaltic  petroleums  and   native   asphalts  contain  only  traces  of  paraffin 
■caie  while  the  semiasphaltic  type  show  comparatively  small  amounts. 

SPECIFICATIONS  FOR  BITUMINOUS  MATERIALS 
49.    Factors  Governing  Specifications 

Value   of  Tests.     Tests   of  both  physical  and  chemical  properties  of 
bituminous  materials  serve  two  main  purposes:  (1)  As  a  matter  of  investiga- 
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tion,  they  constitute  a  record  of  the  characteristics  of  the  material  exam- 
ined; and  (2)  when  considered  in  connection  with  the  behavior  of  a  mate- 
rial in  use,  they  serve  as  a  guide  for  the  selection  of  such  material  for  future 
use.     In  the  matter  of  investigation  it  is  often  highly  desirable  that  the 
greatest  possible  number  and  variety  of  tests  be  applied  to  a  material  of 
construction,  as  by  this  means  the  most  complete  record  of  its  character- 
istics is  obtained.     After  considerable  data  of  this  sort  have  been  secured 
on  many  lots  of  the  same  material,  it  is  not  as  a  rule  necessary  to  make  use 
of  all  of  these  tests  in  selecting  such  material  for  future  use.    Certain  inher- 
ent and  peculiar  characteristics  as  determined  by  tests  are,  however,  of 
value  in  the  matter  of  selection,  and  such  characteristics,  when  governed 
by  quantitative  limits,  are  made  the  basis  of  specification  for  that  material. 
Individual  tests  as  required  by  specifications  for  bituminous  materials  may 
serve  one  or  more  of  the  three  following  purposes:   (1)  They  may  directly 
indicate  the  suitability  for  a  given  use  of  the  material  specified;    (2)  they 
may  serve  as  a  means  of  identifying  the  source  of  a  material  or  even  the 
material  itself;  (3)  they  may  serve  to  control  uniformity  in  the  preparation 
or  manufacture  of  a  material.     The  first  of  these  purposes  is  undoubtedly 
the  most  important,  but  it  is  only  partly  accomplished  by  a  comparatively 
few  tests.    As  examples  may  be  mentioned  tests  of  consistency,  such  as  vis- 
cosity, the  float  test,  and  the  penetration  test.    These  tests  can  only  be 
of  maximum  value,  however,  when  applied  to  a  specific  type  of  bituminous 
material  and  when  considered  in  connection  with  other  tests,  which  by 
themselves  may  not  directly  indicate  suitability.     The  identification  of  a 
bituminous  material  may  be  indicated  by  a  number  of  tests,  such  as  specific 
gravity,  melting  point,  solubility  in  carbon  disulphide  and  fixed  carbon. 
The  specific  gravity  determination  is  perhaps  the  most  important  test  of 
identity  and  this  is  particularly  true  when  it  is  considered  in  connection 
with  the  consistency  of  a  material  and  one  or  more  of  the  other  tests  enu- 
merated.    Control  of  uniformity  in  the  preparation  or  manufacture  of 
bituminous  materials  is  secured  by  the  tests  for  consistency  in  connection 
with  melting  point,  flash  point,  volatilization,  distillation,  solubility  in  paraf- 
fin naphtha,  and  solubility  in  carbon  tetrachloride.     Practically  all  of  the 
other  tests  may  also  be  made  to  serve  this  end.     No  one  by  itself  will, 
however,  necessarily  accomplish  this  purpose,  no  matter  how  close  the 
test  limits  are  drawn.     This  is  mainly  due  to  the  fact  that  products  of 
innumerably  varied  and  complex  characteristics  may  be  produced  from  a 
given  crude  material  by  modifying  the  method  of  manufacture. 

The  Interrelationship  of  Tests,  aside  from  their  individual  significance, 
should  be  clearly  understood  for  the  intelligent  interpretation  of  specifica- 
tions of  bituminous  materials,  or  otherwise  the  purpose  of  a  specification 
may  be  defeated  thru  conflicting  or  discriminating  clauses  which  by  them- 
selves are  apparently  above  criticism.     In  all  specifications  tests  are  included 
with  at  least  one  and  usually  two  test  limits.     It  is  the  interrelation- 
ship of  the  limiting  factors  which  is  of  most  importance.     The  interrela- 
tion of  any  two  tests  is  not  a  difficult  matter  to  grasp,  but  when  the  bearing 
of  three,  four,  or  a  dozen  tests  upon  some  other  has  to  be  considered,  the 
subject  becomes  complicated  and  a  thoro  knowledge  of  the  origin,  manu- 
facture and  serviceability  of  the  material  specified  is  necessary  for  an  intel- 
ligent interpretation  of  a  specification.     The  prevalent  practice  of  borrow- 
Vations  from  other  sources,  particularly  borrowing  portions  of  such 
"A  and  attempting  to  combine  such  portions  into  a  single  new 
without  a  knowledge  of  the  interrelationship  of  tests,  is  more 
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than  apt  to  produce  a  conflict  in  requirements.  This  may  be  illustrated 
by  the  following  comparatively  simple  example  in  which  only  three  factors 
are  considered. 

Table  XXX. — Comparative  Specification  Requirements 


Specific  gravity  26°/26°  C 

Penetration  at  26°  C,  100  g.  5  sec 
Melting  point  (cube  method). . . . 


0.990-1.010 
60-60 
80°  C+ 


B 


1.080-1.060 
60-60 
60-60° C 


1.080-1.060 
60-60 
80°  C  + 


It  will  be  noted  that  the  same  consistency  or  penetration  requirement  is 
found  in  all  three  specifications.  Both  specifications  A  and  B  may  be 
readily  met.  Thus  an  asphalt  cement  of  from  50  to  60  penetration  may 
very  properly  have  a  specific  gravity  lying  between  0.99  and  1.01  or  be- 
tween 1.03  and  1.05.  It  may  also  show  a  melting  point  of  from  50°  to  60°  G 
(122°  to  140°  F)  or  not  less  than  80°  C  (176°  F)  as  required.  If,  however, 
the  specific  gravity  requirement  of  B  and  the  melting  point  requirement 
of  A  are  borrowed  to  form  a  new  specification  C,  the  combination  becomes 
incompatible  from  the  standpoint  of  available  commercial  products.  Thus, 
specification  A  calls  for  a  blown  product  while  specification  B  oalls  for  a 
straight  distilled  product  or  one  but  slightly  blown  at  most.  The  com- 
bination of  any  two  requirements  of  specification  C  may  readily  be  met. 
Two  of  these  combinations  exist  in  the  other  specifications.  The  third 
combination  is  that  of  specific  gravity  and  melting  point,  which  if  met 
would  greatly  lower  the  penetration  limit.  From  the  above  it  may  be 
seen  that  as  the  number  of  tests  to  be  considered  increases  their  inter- 
relationship may  become  more  and  more  involved.  This  subject  is  further 
considered  in  Art.  50. 

The  Selection  of  Tests  should  depend  upon  the  object  for  ^which  a 
specification  is  prepared.  A  specification  should  not  be  encumbered  with 
unnecessary  requirements  but  sufficient  requirements  should  he  introduced 
to  insure  material  which  is  suitable  for  the  purpose  specified  and  also  uni- 
formity of  the  material.  Those  tests  which '  are  properly  specified  for 
bituminous  materials  most  commonly  used  in  highway  engineering  are 
as  follows: 

I.    Petroleum  and  Asphalt  Products 

1.  Specific  Gravity  of  all  products. 

2.  Specific  Vibcosity  of  fluids  which  are  too  thin  for  the  float  test. 

3.  Float  Test  of  viscous  fluids  and  soft  semisolids  which  are  not  well 
adapted  for  the  viscosity  or  penetration  tests. 

4.  Penetration  Test  at  25°  C,  4°  C  and  46°  C  (77°,  39°  and  115°  F), 
where  possible,  for  semisolids  and  solids. 

5.  Melting  Point  of  the  harder  semisolids  and  solids. 

6.  Flash  Point  for  all  products  and  sometimes  the  burning  point  for 
materials  of  low  flash  point. 

7.  Volatilization  Test  at  163°  C  (325°  F)  of  all  materials. 

8.  Consistency  of  the  residues  from  the  volatilization  when  adapted  for 
the  float  or  penetration  test. 

9.  Total  Bitumen  in  all  products. 

10.  Organic  Matter  and  Inoroanic  Matter  Insoluble  in  Carbon 
Disulphidb  for  all  products. 
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1 1.  Bitumen  Insoluble  or  Soluble  in  86°  B  Pabaffin  Naphtha  for  ajj 
products. 

12.  Bitumen  Insoluble  or  Soluble  in  Carbon  Tetrachloride  for  aQ 
products. 

13.  Fixed  Carbon  for  all  products. 

II.    Tar  Products 

1.  Specific  Gravity  of  all  products. 

2.  Specific  Viscosity  of  fluids  which  are  too  thin  for  the  float  test. 

3.  Float  Test  of  viscous  fluids  and  semisolids  which   are   not   well 
adapted  for  a  viscosity  test. 

4.  Distillation  Test  of  all  products. 

5.  Melting  Point  of  the  pitch  residue  from  distillation  test. 

6.  Dimethyl  Sulphate  Test  in  case  of  mixtures  of  tar  and  petroleum 
or  asphalt  products. 

7.  Total  Bitumen  in  all  products. 

8.  Free  Carbon  or  Organic  Matter  Insoluble  in  Carbon  Disul- 
phide  for  all  products. 

In  some  cases  it  may  be  advisable  to  omit  certain  of  these  tests  or  to 
include  others.  In  addition  to  the  above  it  is  common  practice  to  insert 
a  clause  in  specifications  for  bituminous  materials  which  have  to  be  heated 
Ijefore  use  that  they  shall  be  free  from  water  and  shall  not  foam  when 
heated  to  a  temperature  somewhat  higher  than  that  at  which  they  are  likely 
to  be  heated  during  their  use.  In  specifications  for  bituminous  aggregates  the 
character  and  grading  of  the  mineral  matter  are  often  covered.  The  selec- 
tion of  test  limits  involves  a  consideration  of  many  factors  which  properly 
form  a  part  of  and  are  included  in  other  sections.  Certain  principles  in 
connection  with  the  selection  of  test  limits  are,  however,  given  in  Art.  50. 

50.    Illustrative  Specifications 

Types  of  Specifications.  There  are  two  general  types  of  specifications 
for  bituminous  materials:  Close  or  discriminative  specifications  and  open 
specifications.  The  latter  type  may  be  divided  into  two  classes:  blanket 
specifications  and  alternate  type  specifications.  Close  specifications  are 
designed  to  secure  a  given  type  and  grade  of  bituminous  material  to  the 
exclusion  of  all  others,  whether  suitable  or  unsuitable  for  the  purpose  speci- 
fied. Their  use  tends  to  restrict  and  often  absolutely  prevents  competition. 
The  result  is  therefore  unnecessarily  high  prices.  Blanket  specifications 
are  designed  to  secure  unlimited  competition  by  means  of  covering:,  .in  a 
single  specification,  all  types  and  grades  of  material  which  may  be  suitable 
for  the  purpose  specified.  In  attempting  to  do  this,  however,  test  limits 
are  necessarily  stretched  to  such  a  point  that  unsuitable  materials  are  also 
covered  and  in  any  event  certainty  of  uniformity  in  supply  is  lost.  Alter- 
nate type  specifications  are  designed  to  strike  a  happy  mean  between  the 
closed  and  blanket  types  of  specification.  They  are  in  effect  a  combina- 
tion of  the  two.  They  consist  of  a  number  of  more  or  less  close  specifica- 
tions for  the  various  types  of  materials  suitable  and  equivalent  in  value 
for  the  purpose  specified,  the  selection  of  any  particular  specification  being 
*  -vith  the  bidder.  Fair  competition  is  thus  secured  without  saori- 
**me  requisites  of  suitability  and  uniformity.  Examples  of  close, 
e,  and  blanket  specifications,  in  the  order  named,  are  given 
'ng  paragraphs  for  the  purpose  of  illustrating  the  principles 
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involved.  Typical  specifications  for  bituminous  materials  for  use  in  the 
treatment  and  construction  of  the  different  types  of  roads  and  pavements 
are  given  in  other  Sections. 

Close  Specifications  vary  greatly  in  character  according  to  their  method 
of  preparation.  They  may  be  obviously  discriminative  by  actually  naming 
the  type  of  material  required  or  they  may  be  indirectly  discriminative  by 
so  fixing  test  limits  that  they  may  only  be  met  by  the  type  of  material 
required,  altho  that  type  is  not  actually  named.  Discriminative  tests  and 
specifications  are  perfectly  proper  and  often  desirable  if  used  in  the  right 
way,  but  their  significance  should  be  clearly  apparent  and  they  should  not 
be  put  forward  as  open  specifications.  When  a  given  type  of  bituminous 
material  has  a  single  characteristic  property  which  distinguishes  it  from 
other  types,  test  limitations  of  this  property  may  be  so  drawn  as  to  make 
the  specification  discriminative.  The  status  of  such  specifications  is  not 
usually  difficult  to  ascertain.  Thus  a  specification  for  a  refined  asphalt 
which  calls  for  some  35%  of  a  flesh  pink  ash  as  surely  indicates  Trinidad 
asphalt  as  tho  the  words  "  Trinidad  Asphalt "  were  included  in  the  speci- 
fication. Discrimination  is,  however,  sometimes  secured  by  the  use  of  a 
combination  of  two  or  more  test  limitations,  the  significance  of  which  is 
only  apparent  under  the  close  scrutiny  of  one  who  has  an  intimate  and 
comprehensive  knowledge  of  all  types  of  bituminous  materials.  Specifica- 
tions of  this  class  may,  as  a  whole,  absolutely  eliminate  competition,  altho 
no  single  clause  in  the  specification  could  be  criticised  from  this  standpoint. 
Some  close  specifications  are  less  close  than  others.  Thus  a  specification 
for  an  oil  asphalt  may  cover  oil  asphalt  which  can  be  commercially  pre- 
pared from  a  number  of  crude  petroleums.  It  will,  however,  eliminate 
native  asphalt  products  and  tar  products  which  are  equally  well  adapted 
for  the  purpose  specified.  On  the  other  hand,  a  properly  prepared  tar 
specification  will  eliminate  all  petroleum  and  asphalt  products  and  is  there- 
fore a  more  or  less  close  specification.  The  following  isolated  specification 
serves  as  an  example  of  the  close  type,  primarily  prepared  for  a  fluxed 
Berxnudez  asphalt  for  bituminous  macadam  construction  under  certain 
conditions.     It  also  illustrates  an  approved  form  of  specifying  test  limits. 

Asphalt  Cement  Specifications 

1.  The  asphalt  cement  shall  be  homogeneous,  free  from  water  and  shall  not  foam 
when  heated  to  177°  C  (360°  F). 

2.  It  shall  show  a  flash  point  of  not  leas  than  163°  C  (325°  F)  when  tested  in  the 
New  York  State  Board  of  Health  Closed  Oil  Tester. 

3.  Its  specific  gravity,  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  less  than  1.035 
nor  more  than  1.060. 

4.  When  tested  with  a  standard  No.  2  needle,  by  means  of  a  standard  penetrom- 
eter, it  ahaQ  show  penetrations  within  the  following  limits  for  the  conditions  stated, 
the  penetrations  being  expressed  in  hundredths  of  a  oentimenter;  100  g  load,  5  see 
at  26°  C  (77°  F)  from  180  to  160;  200  g  load,  1  min  at  4°  C  (39°  F),  not  leas  than  30. 

5.  When  tested  by  means  of  the  New  York  Testing  Laboratory  Float  Apparatus, 
the  float  shall  not  sink  in  water  maintained  at  66°  C  (160°  F)  in  less  than  120  sec  nor 
more  than  180  sec. 

6.  When  50  g-of  the  material  is  maintained  at  a  uniform  temperature  of  168°  C  (326°  F) 
for  5  hr  in  an  open  cylindrical  tin  dish  2^  in  in  diameter,  with  vertical  sides  measuring 
approximately  1 J^  in  in  depth,  the  loss  in  weight  shall  not  exceed  3.0%  of  the  original 
weight  of  the  sample.  The  penetration  of  the  residue  when  tested  as  described  in 
clause  4  with  a  standard  No.  2  needle  under  a  load  of  100  g,  for  5  sec  at  26°  C  (77°  F) 
shaU  be  not  less  than  one-half  the  penetration  of  the  original  material  tested  under 
the  same  conditions. 
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7.  Its  bitumen  as  determined  by  its  solubility  in  chemically  pure  carbon  djsulphida 
at  room  temperature  shall  be  not  leas  than  94.0%  nor  more  than  98.0%. 

8.  It  shall  be  soluble  in  chemically  pure  carbon  tetrachloride  at  room  temperature 
to  the  extent  of  not  less  than  98.5%,  of  ita  bitumen  as  determined  by  clause  7. 

9.  It  shall  be  soluble  in  86°  to  88°  B  paraffin  naphtha,  of  which  at  least  85.0%  dis- 
tills between  85°  and  66°  C  (95°  and  149°  F)  to  the  extent  of  not  less  than  76.0%,  nor 
more  than  86.0%  of  its  bitumen  ss  determined  by  clause  7. 

10.  It  shall  yield  not  less  than  11.0%  nor  more  than  14.0%  of  fixed  carbon. 

11.  Upon  ignition  it  shall  yield  not  less  than  1.0  %  nor  more  than  3%  of  ash. 
From  the  above  it  is  evident  that  clauses  3,  4,  5,  6,  9  and  11  eliminate 

all  tar  products.  The  combination  of  clauses  3  and  4  eliminates  blown 
asphalts,  and  clauses  7  and  11  eliminate  all  suitable  straight  distilled 
petroleum  residuums.  Such  residuums  might  of  course  be  doctored  up  to 
meet  the  specification  limits  but  this  would  hardly  be  commercially  prac- 
ticable for  the  existing'  types  of  available  materials.  Following  is  given, 
for  the  purpose  of  comparison,  a  typical  specification  of  a  refined  tar  suit- 
able for  the  same  purpose. 

Refined  Tar  Specifications 

1.  The  refined  tar  shall  be  homogeneous,  free  from  water,  and  shall  not  foam  when 
heated  to  121°  C  (250°  F). 

2.  Its  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  less  than  1.160 
nor  more  than  1.200. 

8.  When  tested  by  means  of  the  New  York  Testing  Laboratory  Fl  at  Apparatus, 
the  float  shall  not  sink  in  water  maintained  at  60°  C  (122°  F)  in  less  than  120  nor  more 
than  160  sec. 

4.  Its  bitumen  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature  shall  be  not  less  than  95.0%,  and  it  shall  show  not  more  than 
0.2%  ash  upon  ignition  of  the  material  insoluble  in  carbon  disulphide. 

6.  When  distilled  according  to  the  tentative  method  recommended  by  Committee 
D-4  of  the  Am.  Soc.  Test.  Mat.  in  1911,  it  shall  yield  not  more  than  0.6%  distillate 
at  a  temperature  lower  than  170°  C  (388°  F);  not  more  than  12.0%  shall  distill  below 
270°  C  (518°  F),  and  not  more  than  25.0%  shall  distill  below  300°  C  (572°  F). 

6.  The  total  distillate  from  the  test  made  in  accordance  with  clause  5  shall  have 
a  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  of  not  less. than  0.980  nor  more 
than  1.020. 

7.  The  melting  point,  ss  determined  in  water,  of  the  pitch  residue  remaining  after 
distillation  to  300°  C  (572°  F)  in  accordance  with  the  test  described  in  clause  6  shall 
be  not  more  than  76°  C  (167°  F). 

It  will  be  noted  that  this  specification  is  entirely  different  from  that  for 
the  asphalt  cement.  The  combination  of  clauses  2,  3  and  '4  eliminates 
all  petroleum  and  asphalt  products,  and  the  combination  of  clauses  3,  4  and 
6  practically  eliminates  all  refined  coal  tars.  The  specification  is  therefore 
close  and  is  limited  almost  exclusively  to  refined  water-gas  tars. 

Alternate  Type  Specifications.  While  either  of  the  specifications  given 
in  the  preceding  paragraph  if  used  alone  would  greatly  limit  competition, 
it  is  evident  that  competition  would  be  considerably  increased  if  the  two 
specifications  were  made  optional  and  for  the  work  specified  the  bidder 
were  allowed  to  furnish  material  which  conformed  to  either  one  that  he 
might  select.  Moreover,  after  such  selection  he  would  bo  obliged  to  fur- 
nish reasonably  uniform  material  owing  to  the  rather  close  test  limits 
specified.  Unrestricted  competition  could  be  secured  by  using  a  sufficient 
number  of  specifications  to  cover  all  of  the  available  types  antf  grades  of 
m-  Me  for  the  purpose  specified.     Thus,  a  specification  for  refined 

"*ication  for  a  blown  petroleum,  and  two  or  more  specifica- 
erent  types  of  petroleum  residuums  could  be  made  alter- 
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native  with  the  above  to  the  advantage  of  fair  competition  but  without 
sacrificing  suitability  or  uniformity.  Use  of  the  alternate  type  specifica- 
tion is  growing  rapidly  and  promises  to  supersede  that  of  the  older  close 
specification  and  the  unscientific  blanket  specification.  Numerous  exam- 
ples of  alternate  type  specifications  for  bituminous  materials  will  be  found 
in  those  Sections  dealing  with  the  different  types  of  bituminous  pavements. 
Blanket  Specifications.  The  use  of  a  single  specification  covering  all 
types  of  bituminous  materials  suitable  for  a  given  purpose  would  be  highly 
desirable  if  it  could  be  so  drawn  as  to  cover  the  proper  grade  of  each  type 
without  admitting  unsuitable  grades.  The  ultimate  utilization  of  tests 
for  the  purpose  of  selecting  material  suitable  for  a  given  use  makes  it  nec- 
essary, however,  that  the  test  limits  adopted  shall  specifically  define  the 
material,  and  that  the  material  thus  defined  shall  have  previously  proved 
satisfactory  for  that  particular  use.  For  some  classes  of  materials  these 
points  are  not  difficult  to  cover.  In  the  case  of  bituminous  materials, 
however,  the  matter  is  complicated  by  the  numerous  varieties  or  types  of 
bituminous  materials  in  common  use,  and  the  overlapping  characteristics 
of  various  grades  of  these  different  types.  Standards  of  more  or  Iqss  estab- 
lished test  values  have  been  thrown  into  question  by  the  introduction  of 
new  types  of  bituminous  materials  which,  while  similar  to  or  identical  in 
many  respects  with  other  better  known  materials  yet  differ  from  them 
materially  in  certain  physical*  or  chemical  properties.  This  has  made  it 
necessary  to  either  modify  old  standards  or  to  create  new  standards  to  be 
used  specifically  for  the  new  materials  introduced.  The  latter  method  is 
certainly  the  safer.  The  frequent  impossibility  of  covering  suitable  grades 
of  different  types  of  material  by  a  modification  of  the  standard  of  one  to 
include  the  other  may  be  illustrated  in  connection  with  the  relative  con- 
sistency of  a  California  oil  asphalt  and  a  fluxed  Bermudez  asphalt  suitable 
for  the  same  purpose.  Thus,  for  a  certain  type  of  bituminous  concrete 
pavement  under  a  given  set  of  conditions,  the  proper  penetration  limits  at 
25°  C  (77°  F)  for  the  California  asphalt  may  lie  between  70  and  90,  while  the 
proper  penetration  limits  for  the  fluxed  Bermudez  asphalt  to  be  used  in 
exactly  the  same  type  of  pavement  and  under  the  same  conditions  may 
be  entirely  different,  perhaps  140  to  160.  It  is  evident  that  to  attempt 
to  cover  the  penetration  limits  of  both  materials  under  one  specification 
would  be  useless.  In  the  first  place,  such  test  limits  as  70  to  160  are  so 
wide  as  to  insure  but  little  uniformity  in  different  lots  of  the  same  material, 
and  in  the  second  place,  an  entirely  unsuitable  material  of  one  type  might 
be  supplied  under  the  maximum  test  limit  of  the  other  type.  A  finer  dis- 
tinction may  be  drawn  in  the  differences  between  asphalt  cements  produced 
by  the  straight  distillation  of  two  types  of  petroleum,  Mexican  and  Cali- 
fornia. Thus,  high  fixed  carbon  in  most  asphalt  cements  produced  from 
Mexican  petroleums  is  a  distinguishing  characteristic.  Relatively  low  fixed 
carbon  in  good  asphalt  cements  produced  from  California  petroleums  serve 
to  differentiate  them  from  Mexican  products.  Here,  again,  the  necessity 
or  desirability  of  different  test  limits  is  apparent,  for  if  the  amount  of  fixed 
carbon  yielded  by  a  California  asphalt  cement  was  as  high  as  the  16  or 
17%  often  found  in  Mexican  asphalt  cements,  indications  would  point  very 
strongly  to  injury  of  the  former  due  to  excessive  temperatures  having  been 
employed  in  the  process  of  manufacture.  With  regard  to  widely  different 
types  of  bituminous  materials,  such  as  tars  and  asphalts,  it  is  generally 
admitted  that  a  blanket  specification  is  absolutely  unsatisfactory.  It  is 
also  unsatisfactory  to  attempt  to  cover  low  carbon  tars  and  high  < 
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tars  under  a  single  blanket  specification.  In  general,  however,  for  any 
given  purpose  it  is  possible  to  cover  suitable  grades  of  all  types  of  avail- 
able tar  products  by  means  of  two  alternate  specifications.  Available 
petroleum  products  suitable  for  the  same  purpose  may  usually  be  covered 
by  from  two  to  four  alternate  specifications  and  available  fluxed  native 
asphalts  by  two  or  three  alternate  specifications.  The  alternate  type  plan 
involves  more  work,  and,  until  the  principles  involved  are  clearly  under- 
stood, appears  to  be  much  more  complicated  than  the  blanket  specification. 
As  at  best  the  latter  is  unsafe,  if  not  absolutely  worthless,  the  extra  work 
involved  by  the  former  is  undoubtedly  worth  while.  Aside  from  actual 
suitability  of  a  material,  the  matter  of  uniformity  of  supply  is  extremely 
important,  as  uniform  work  cannot  be  secured  with  material  which  is  not 
uniform  in  character.  As  previously  stated,  the  blanket  specification  is 
wholly  inadequate  to  insure  uniformity. 

PURCHASE,  TRANSPORTATION,  STORAGE  AND  INSPECTION 

OF  BITUMINOUS  MATERIALS 

61.    Purchase  of  Bituminous  Materials 

Volume  Basis.  Bituminous  materials  for  use  in  highway  engineering 
may  be  purchased  upon  either  a  volume  or  weight  basis.  Both  methods 
have  their  advantages  and  disadvantages.  In  the  last  analysis  the  volume 
of  bitumen  purchased  and  used  is  of  most  interest  to  the  highway  engineer, 
but  there  are  certain  handicaps  to  the  volumetric  method  which  are  some- 
times difficult  to  meet.  In  the  first  place,  containers  are  seldom  completely 
filled  with  bituminous  materials  and  the  volumes  therefore  have  to  be 
calculated  or  estimated.  This  is  not  a  difficult  matter  when  material  is 
supplied  in  bulk,  as  in  the  case  of  tank  car  shipments;  but  when  smaller 
containers  are  used,  such  as  barrels  and  drums,  their  variation  in  shape 
and  size  may  be  so  great  that  a  determination  of  the  true  volume  of  a 
given  shipment  is  no  simple  matter.  It  is  common  practice,  however,  to 
purchase  fluid  and  soft  semisolid  materials  by  the  gallon.  When  this  is 
done  the  gallon  is  usually  considered  at  15.5°  C  (60°  F),  and  if  the  materia) 
is  delivered  hot  an  arbitrary  correction  for  expansion  is  made  as  described 
in  Art.  34.  This  is  reasonably  satisfactory  for  materials  which  are  prac- 
tically pure  bitumen,  but  if  it  is  desired  to  purchase  the  material  upon  a 
bitumen  basis,  that  is,  to  pay  only  for  the  bitumen  delivered,  exclusive 
of  all  extraneous  matter,  the  volumetrio  method  is  not  satisfactory  as  the 
extraneous  matter  is  not  determined  by  volume  but  by  weight.  In  com- 
paring prices  for  bituminous  materials,  the  actual  amount  of  bitumen  present 
in  the  material  is  an  important  factor.  It  is  perfectly  evident  that  gallon 
for  gallon  a  tar  containing  5%  free  carbon  represents  more  bitumen  than 
one  containing  25%  free  carbon,  yet  such  facts  are  frequently  overlooked. 

Weight  Basis.  The  weight  basis  of  purchase  is  commonly  used  in  con- 
nection with  the  harder  semisolid  and  solid  bituminous  materials.  Weights 
are  of  course  the  same  irrespective  of  temperature  changes,  and  if  it  is 
desired  to  purchase  upon  the  basis  of  actual  weight  of  bitumen  delivered, 
this  may  be  done  by  reference  to  an  analysis  of  the  material  showing  the 
percentage  of  bitumen  and  extraneous  material.  Asphalts  and  asphalt 
cements  are  thus  sometimes  purchased  and  paid  for  according  to  the  tons 
1  bitumen  delivered.  This  is  only  reasonable  as  it  is  evident  that 
■phalt  consisting  of  practically  100%  bitumen  will  go  farther 
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than  a  ton  of  one  containing  35%  of  mineral  matter.  In  other  words,  2 
tons  of  the  former  will  be  equivalent  to  about  3  tons  of  the  latter.  Carry- 
ing this  refinement  still  further,  the  specific  gravity  of  the  pure  bitumen 
should  also  be  considered  as  a  factor  in  comparing  prices,  as  it  is  evident 
that  the  same  weights  of  bitumens  of  different  specific  gravity  will  repre- 
sent differences  in  volume.  Such  points  as  these  are  often  neglected  altho 
in  a  large  contract  they  may  often  represent  considerable  monetary 
value. 

62.    Transportation  and  Storage 

Tank  Cars  and  Tanks.  Fluid  bituminous  materials  ready  for  use  are 
ordinarily  shipped  to  the  consumer  in  tank  cars  of  from  4000  to  12  000  gal 
capacity.  These  tank  cars  are,  as  a  rule,  equipped  with  steam  coils  which 
may  be  connected  from  the  outside  with  the  boiler  of  a  road  roller  or  tractor 
in  case  it  is  necessary  or  desirable  to  heat  the  material  before  unloading 
the  tank.  Semisolid  materials  are  also  sometimes  shipped  in  tank  cars,  in 
which  case  it  is  very  important  that  the  coils  be  so  designed  and  placed 
as  to  insure  efficient  heating  of  the  entire  contents.  The  older  types  of 
Bteam-heated  tank  cars  are  unsuited  for  the  shipment  of  semisolids  but  in 
the  most  modern  types,  which  are  specially  designed  for  the  purpose,  asphalt 
cements  of  very  low  penetration  may  be  brought  to  a  fluid  condition. 
Tank  cars  are  necessarily  subjected  to  unusual  strains  and  it  sometimes 
happens  that  leaks  will  develop,  in  the  heating  coil.  If  this  occurs  and 
it  is  necessary  to  heat  the  material  above  100°  C  (212°  F),  serious  trouble 
may  result  from  foaming  due  to  leakage  of  condensed  steam,  altho  the 
original  material  may  have  been  absolutely  free  from  water.  For  this 
reason  the  shipment  for  long  distances  in  tank  cars  of  semisolid  materials 
which  have  to  be  brought  to  a  relatively  high  temperature  before  they 
can  be  unloaded  is  not  always  satisfactory,  and  the  use  of  tank  cars  is 
therefore  largely  confined  to  the  fluid  and  rather  soft  semisolid  products 
which  do  not  have  to  be  highly  heated.  The  tank  car  method  of  shipment, 
while  desirable  in  many  ways,  is  apt  to  prove  expensive  unless  upon  ar- 
rival at  their  destination  facilities  are  at  hand  for  removal  of  the  contents 
of  the  tanks  within  a  comparatively  short  time.  It  frequently  happens 
that  the  engineer  is  not  in  a  position  to  at  once  use  an  entire  tank  car  load 
of  bituminous  material  upon  its  arrival.  A  long  spell  of  rainy  weathei 
may,  in  fact,  postpone  its  use  for  a  number  of  weeks.  This  means  that  the 
demurrage  charges  will  constitute  an  appreciable  factor  in  the  cost  of  the 
material.  In  addition  to  the  demurrage  of  $1.00  per  day  charged  by  the 
railroad  company,  the  leasing  value  of  a  tank  car  is  stated  by  Kershaw 
(26)  as  being  about  $1.25  per  day.  The  loss  resulting  from  the  detention 
of  a  car  is  considered  to  fall  on  the  shipper  "but  is  actually  borne  by  the 
consumer,  who  pays  a  higher  price  for  the  material  than  would  be  the  case 
if  he  were  known  to  have  a  storage  tank  available.  Kershaw  recommends 
the  use  ot  cylindrical  storage  tanks  of  about  12  000  gal  capacity,  measur- 
ing approximately  30  ft  in  length  and  8  ft  in  diameter,  set  upon  steel 
supports  and  equipped  with  steam  coils.  The  tank  should  be  placed  so 
as  to  give  a  minimum  fall  of  2  in  in  30  ft  toward  the  outlet,  which  should 
be  placed  as  near  one  end  as  possible.  The  arrangement  of  the  steam  coils 
should  be  such  that  a  coil  is  placed  immediately  above  or  around  the 
opening  in  the  outlet  pipe  in  order  to  prevent  possibility  of  the  outlet 
becoming  blocked  by  the  collection  of  cold  solid  material.  The  mair  ""1a 
should  be  placed  on  a  cradle  as  low  as  possible  in  the  tank,  with  «* 
mum  distance  of  %A  in  between  the  bottom  of  the  coil  and  the  tai 
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the  use  of  heavy  materials  the  outside  piping  should  be  steam  jacketed. 
The  following  cost  data  is  given  for  the  installation  of  a  12  000  gal  storage 
tank  at  Greenwich,  Conn.  This  tank  was  constructed  with  two  confpart- 
ments,  one  of  which  was  fitted  with  steam  coils: 

Tank,  f.o.b.  shipping  point 1827.96 

Freight 62.00 

Piping 165.00 

Concrete  abutments 230.00 

Painting 16.00 

Extras 6.00 

$794.96 

Kershaw  further  states  that  "  it  has  not  been  unusual  for  towns  using  from 
100  000  to  200  000  gal  of  oil  to  pay  the  railroad  company  more  than  $1000 
per  annum  in  the  form  of  demurrage,  and  quotations  have  been  made  in* 
favor  of  the  towns  equipped  with  storage,  which  net  a  saving  of  from  2  to 
5  mills  per  gallon." 

Barrels  and  Drums.  A  very  large  proportion  of  the  semisolid  and  solid 
bituminous  materials  is  shipped  to  the  consumer  in  barrels  or  drums.  For 
the  harder  grades  of  materials  such  as  refined  asphalts,  which  require  fluxing 
before  use,  open-head  slack  barrels  are  often  used.  These  barrels  are 
clayed  on  the  inside  so  that,  after  cutting  the  hoops,  the  staves  may  be 
stripped  from  the  asphalt  with  little  or  no  waste.  Slack  barrels  weigh 
approximately  20  lb  and  hold  from  300  to  400  lb  of  refined  asphalt,  depend- 
ing upon  its  specific  gravity.  They  are  sometimes  double-headed,  but  in 
storage  should  always  be  placed  on  end.  If  stored  on  their  sides  they  are 
apt  to  cave  in,  no  matter  how  hard  the  asphalt  may  be,  as  they  are  not 
designed  to  withstand  the  unequalised  strains  produced  by  the  slow  flow 
or  deformation  of  the  asphalt  from  its  normal  position  at  the  time  of  filling. 
Double-head  tight  barrels  of  approximately  60  gal  capacity  but  some- 
times varying  from  40  to  60  gal  capacity  are  largely  used  for  semisolid 
and  viscous  bituminous  materials.  Such  barrels  may  weigh  from  00  to 
70  lb  each  and  represent  approximately  15%  of  the  gross  weight  of  the 
shipment.  They  are  much  stouter  than  the  slack  barrels  but  should  be 
stored  on  end.  Except  in  the  case  of  fluid  products,  it  is  common  practice 
to  destroy  these  barrels  when  removing  their  contents,  altho  the  actual  value 
charged  for  each  barrel  amounts  to  two  cents  or  over  per  gallon  of  bitumi- 
nous material.  It  is  sometimes  possible  to  save  the  barrel  with  the  excep- 
tion of  one  head.  If  this  is  done  wastage  thru  adhesion  of  a  portion  of  the 
material  to  the  inside  of  the  barrel  becomes  a  factor  to  be  considered  as 
well  as  the  loss  of  time  in  draining  the  contents.  These  losses,  together 
with  the  return  haulage  and  freight,  and  the  difference  in  value  allowed 
by  the  manufacturer  for  the  empty  barrel  may  practically  offset  the  lost 
of  the  barrel  itself  if  the  hoops  are  split  and  the  barrel  and  contents  dropt 
into  the  melting  kettle  from  which  the  staves  may  be  removed,  as  they 
float  to  the  surface,  and  used  as  fuel.  Thin  sheet  metal  drums  are  used 
to  a  considerable  extent  in  place  of  barrels  for  the  transportation  of  semi- 
solid bituminous  materials.  These  drums  are  light  weight  and  hdld  from 
375  to  525  lb  of  material.  They  are  made  with  both  single  and  double 
heads.  They  are  considerably  cheaper  than  tight  barrels  but  possess  the 
HiflftH vantage  of  rusting  out  upon  prolonged  storage  in  the  open.  They  are 
-'  dented  and  sometimes  punctured  during  loading  and  unload- 
•h  case  it  is  practically  impossible  to  repair  them  and  if  not 
1  the  bituminous  material  gradually  leaks  out  to  the  level  of 
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the  puncture.  They  cannot  well  be  stacked  without  being  slowly  pressed 
oat  of  shape  and  bursting.  In  emptying  they  are  usually  cut  with  a  hatchet 
and  the  drum  and  contents  thrown  together  into  the  melting  kettle.  When 
removed  from  the  kettle  their  ultimate  disposal  is  sometimes  a  problem  to 
the  consumer,  as  they  cannot  be  destroyed.  They  possess  certain  advan- 
tages, however,  which  largely  offset  their  disadvantages.  If  carefully  han- 
dled and  stored,  wastage  of  the  bituminous  material  is  reduced  to  a  mini- 
mum as  well  as  cost  of  transportation.  As  they  have  vertical  sides  there 
»  less  Ions  of  floor  space  during  transportation  than  is  the  case  with  barrels. 

63.    Inspection  of  Bituminous  Materials 

Factors  Governing  Sampling.  The  proper  sampling  of  bituminous  mate- 
rials is  often  neglected  thru  carelessness  or  lack  of  appreciation  of  the  fac- 
tors which  should  be  considered.  Too  often  a  single  sample  is  taken  at 
random  from  a  large  consignment  of  material  and  the  analysis  of  the  sample 
is  considered  as  representing  the  entire  consignment.  Such  procedure  is 
apt  to  prove  not  only  valueless  but  extremely  misleading  when  an  attempt 
is  made  to  correlate  the  physical  and  chemical  properties  of  the  material 
with  service  results.  In  the  first  place,  all  necessary  precautions  should  be 
taken  to  insure  that  the  samples  shall  truly  represent  the  entire  lot  of  mate- 
rial sampled.  This  can  only  be  done  by  taking  a  number  of  samples  from 
a  lot  and  checking  certain  characteristics  of  the  individual  samples  against 
each  other  prior  to  making  a  complete  examination  of  the  mixed  samples. 
Uniformity  is  one  of  the  most  important  facts  to  be  ascertained  in  connec- 
tion with  a  shipment  of  bituminous  material  and  this  can  never  be  deter- 
mined from  the  examination  of  a  single  sample.  It  is  difficult  to  formulate 
definite  rules  which  will  cover  all  conditions  that  have  to  be  met  in  sampling 
the  various  types  and  grades  of  bituminous  materials  used  in  highway  engi- 
neering, but  the  following  fundamental  principals  should  always  be  ob- 
served. (1)  Take  samples  with  a  view  to  ascertaining  the  maximum  varia- 
tions in  characteristics  which  the  material  may  possess.  (2)  Be  sure  that 
sample  cans  are  first  scrupulously  clean  and  that,  in  taking  samples,  no 
extraneous  matter  of  any  sort  is  introduced.  (3)  Immediately  after  filling, 
the  sample  cans  should  be  tightly  closed  and  properly  marked  for  identi- 
fication. (4)  Identification  marks  should  be  placed  on  the  sample  can  itself 
and  not  upon  the  lid  unless  both  can  and  lid  are  marked.  (5)  Samples  should 
be  packed  for  shipment  in  such  manner  that  leakage  of  contents  or  con- 
tamination by  excelsior,  paper,  or  other  packing  material  during  transit 
is  entirely  prevented.  For  ordinary  analysis  samples  of  not  less  than  1  pint 
(approximately  1  lb)  should  be  taken  and  it  is  often  preferable  that  they 
should  be  twice  this  size.  For  fluid  products  a  rectangular  can  with  small 
screw  top  is  preferable.  For  very  viscous  and  soft  semisolid  products  a 
cylindrical  can  with  a  tight-fitting  pry  lid,  such  as  commonly  used  for  paints, 
will  be  found  convenient.  For  the  harder  semisolid  and  solid  products,  a 
shallow  rectangular  or  cylindrical  can  with  ordinary  box  lid  top  is  suitable. 
In  marking  tin  cans  a  10%  solution  of  silver  nitrate  will  be  found  useful. 
The  marking  should,  however,  be  allowed  to  thoroly  dry  before  packing 
or  otherwise  it  is  likely  to  be  obliterated.  If  such  solution  is  not  used, 
the  outside  of  the  can  should  be  scraped  so  as  to  present  a  rough  surface 
upon  which  a  gummed  label  may  be  securely  attached.  This  is  necessary 
in  order  to  prevent  the  label  from  dropping  off  after  the  gum  has  dried. 
Samples  should  be  taken  in  the  open,  preferably  during  dry  weather,  bu* 
if  taken  in  rainy  weather  care  should  be  exercised  to  prevent  water  i 
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being  introduced  into  the  sample  can.  Samples  should  always  be  examinee 
prior  to  the  use  of  the  material.  They  may  be  taken  at  the  point  of  shipmeni 
or  upon  arrival  of  the  material  at  its  destination.  The  former  practice  h 
preferable  as  rejection  will  then  incur  no  loss  in  handling  and  transportation 

Sampling  from  Tanks.  Fluid  products  may  readily  be  sampled  fron 
tanks,  but  with  semisolids  and  solids  the  matter  is  more  difficult  unless  the 
material  is  first  heated  to  fluid  consistency.  When  a  larger  order  is  placet 
for  continuous  delivery,  as  in  state  highway  work,  a  storage  tank  ma) 
be  filled  and  reserved  by  the  manufacturer  for  that  particular  order.  Th* 
inspector  may  then  be  required  to  sample  the  entire  bulk  of  material  at 
one  time,  prior  to  loading  it  for  shipment.  If  this  is  the  case,  at  least  threi 
samples  should  be  taken;  the  tank  sealed  both  at  inlet  and  outlet,  anc 
only  unloaded  in  the  presence  of  the  inspector.  One  sample  should  U 
taken  from  the  draw-off  near  the  bottom,  one  from  near  the  top,  and  on* 
from  the  center  of  the  tank.  A  can  or  Bottle  attached  to  a  long  stick 
may  be  used  for  taking  the  last  named  sample.  The  sampler  should  have 
a  sufficiently  narrow  mouth  to  be  closed  by  a  stopper  which  may  be  re- 
moved by  means  of  a  stout  piece  of  twine  when  it  has  been  dipped  to  th< 
proper  level  or  the  lid  of  a  wide  mouth  can  may  be  attached  to  a  heavj 
wire  so  that  it  may  be  removed  .when  desired.  When  suitable  facilities 
are  at  hand,  it  is  always  well  to  thoroly  agitate  the  entire  contents  of  th< 
tank  prior  to  sampling.  The  contents  of  tank  cars  may  be  sampled  eithei 
at  the  point  of  shipment  or  delivery,  in  the  same  manner  as  described  foi 
storage  tanks.  If  Che  material  is  sampled  at  the  point  of  delivery,  how- 
ever, and  is  a  semisolid  or  solid,  it  will  usually  be  necessary  to  first  heat  i1 
to  fluid  consistency.  This  entails  considerable  expense  as  the  material  will 
either  have  to  be  kept  hot  during  the  period  of  test  or  again  heated  before 
use  if  the  results  of  examination  show  it  to  be  satisfactory.  The  necessity 
of  sampling  from  different  levels  is  apparent  when  it  is  considered  that  a 
storage  tank  may  contain  the  residual  contents  of  a  number  of  stills  and 
even  a  tank  car  may  be  partially  filled  from  the  last  portion  of  one  still 
and  -the  difference  made  up  from  the  contents  of  another  still.  When  sam- 
pling from  the  draw-off  of  a  tank  it  is  always  well  to  discard  or  return  the 
first  two  or  three  gallons  removed  in  order  to  avoid  sampling  material  which 
may  have  remained  in  the  draw-off  pipes  from  a  previous  filling. 

Sampling  from  Barrels  and  Drums.  When  sampling  from  small  con- 
tainers, such  as  barrels  or  drums,  it  is  advisable  to  take  one  sample  from 
every  20  packages  and  fraction  of  20  over  10  in  a  given  shipment.  The 
most  satisfactory  time  to  sample  is  when  the  material  is  being  run  from 
the  still  or  storage  tank  into  the  container,  as  it  is  then  always  fluid  and 
the  sample  may  be  obtained  with  an  ordinary  tin  dipper.  If  the  material 
has  already  been  placed  and  stored  in  barrels  or  drums  prior  to  sampling, 
it  is  quite  possible  that  various  lots  of  different  grades  of  material  may 
have  become  inadvertently  mixed  thru  careless  handling.  The  containers 
sampled  should  therefore  be  carefully  selected  with  reference  to  their  posi- 
tion in  the  shipment  and  the  manufacturers'  markings  which  they  may 
carry.  These  markings  should  be  recorded  for  every  container  sampled 
and  used  as  a  means  of  identification.  In  no  case  should  two  adjacent 
containers  be  sampled  unless  they  bear  different  markings.  In  the  case 
of  double-head  barrels,  it  is  good  practice  to  occasionally  up-end  every 
A  selected  and  sample  from  what  was  the  bottom.  When  the 
~\  drums  or  slack  barrels  some  samples  should  be  taken,  if  pos- 
n  below  the  surface.     This  is  advisable  because,  when  a  con- 
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is  first  filled  with  hot  material  considerable  contraction  takes  place 
npon  cooling  and  after  cooling,  the  container  may  be  topped  by  running 
in  additional  material.  It  is  possible  that  thru  mistake  the  material  used 
lor  topping  may  be  of  a  different  grade,  and  samples  taken  from  the  tops 
wffl.  therefore  not  represent  the  consignment.  Samples,  of  solid  products 
may  be  chipped  out  with  a  hatchet.  If  any  water  or  dirt  is  on  the  surface 
of  the  material  in  the  barrel  or  drum  selected  for  sampling,  it  should  be 
removed  so  that  the  surface  is  clean  and  dry.  A  large  sponge  will  be  found 
useful  for  this  purpose.  If  the  material  is  too  soft  to  be  chipped  out,  a 
central  portion  of  the  top  surface,  from  5  to  10  in  long  and  2  to  4  in  wide, 
may  be  removed  to  the  desired  depth  by  means  of  a  broad  stiff  putty  knife. 
A  hatchet  or  small  hand  axe  is  often  convenient  to  mark  out  the  portion 
which  is  to  be  removed.  The  first  cut  is  thrown  away  and  the  sample 
taken  from  the  bottom  of  the  hole  by  means  of  the  putty  knife. 

Control  Inspection  of  bituminous  materials  from  the  engineering  stand- 
point is  necessary  at  the  laboratory,  paving  plant  and  on  the  highway. 
Upon  receipt  by  the  laboratory  of  a  number  of  samples  representing  a  given 
consignment,  tests  for  consistency  should  be  made  upon  each  sample  and 
a  specific  gravity  determination  on  every  alternate  sample.     If  these  tests 
check  within  reasonable  limits,  the  samples  are  mixed  and  a  complete 
analysis  run  on  the  mixed  sample  to  determine  whether  the  material  con- 
forms with  specifications.     After  a  consignment  has  been  approved  for  use, 
the  laboratory  then  serves  as  a  check  upon  the  plant  or  highway  inspection. 
The  plant  inspection  of  bituminous  materials  has  mainly  to  do  with  tem- 
perature control,  consistency  control  and  regulation  of  the  amount  of  bitu- 
minous material  used.     All  melting  and  fluxing  kettles  should  be  provided 
with   stationary  thermometers  for  determining  the   temperature  of  the 
material  at  all  times.     When  a  tank  or  kettle  of  material  has  been  main- 
tained at  an  elevated  temperature  for  a  considerable  length  of  time,  the 
inspector  should  sample  the  contents  and  make  a  consistency  test  of  the 
sample  to  determine  whether  or  not  undue  hardening  has  occurred.     He 
should  be  provided  with  the  necessary  equipment  and  a  suitable  place  for 
making  these  tests.     He  should  occasionally  forward  a  sample  of  bitumi- 
nous material  to  the  laboratory  for  check  and  should  superintend  and  record 
the  use  and  amount  of  flux  required  to  soften  the  material  if  fluxed  products 
are  prepared  at  the  plant.     If  a  heated  mineral  aggregate  is  used,  he  should 
inspect  and  control  the  temperature  of  such  aggregate  in  order  to  prevent 
possible  injury  to  the  bituminous  material  thru  its  overheating.     For  this 
purpose  he  should  be  provided  with  a  suitable  armored  thermometer.     He 
should  inspect  the  measurement  and   proportioning  of  the   bituminous 
material  with  reference  to  its  incorporation  with  the  aggregate  and  should 
see  that  the  weighing  bucket  is  frequently  tared.     He  should  take  occa- 
sional samples  of  the  bituminous  aggregate  and  forward  same  to  the  labora- 
tory for  a  check  upon  the  percentage  of  bitumen  and  grading.     In  the 
case  of  sheet-asphalt  surface  mixtures  he  should  make  temperature  and 
pat  tests  upon  the  samples  taken,  for  his  own  guidance  and  check  as  to 
whether  or  not  the  proper  percentage  of  bitumen  is  being  used.     Full 
details  of  his  duties  in  this  connection  will  be  found  in  Sect.  17.     If  at 
any  time  it  is  necessary  to  change  from  one  type  of  material  to  another,  he 
should  see  that  the  tanks  and  kettles  are  first  emptied  and  scrupulously 
cleaned  in  order  to  prevent  mixture  of  the  two.     The  inspector  at  the  high- 
way should  inspect  the  temperature  of  the  bituminous  material  or  bitu- 
minous aggregate  as  delivered  for  immediate  use.     He  should  see  that  f ' 
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bituminous  aggregate  is  laid  to  proper  thickness  and  that  it  is  proper! 
compressed.  He  should  cut  out  occasional  sections  of  the  wearing  coure 
in  the  case  of  fine  bituminous  aggregate  pavements  and  submit  same  t 
the  laboratory  for  density  determinations.  In  case  there  is  no  stationar; 
paving  plant  and  the  bituminous  material  is  handled  directly  upon  or  ad 
jacent  to  the  highway,  his  duties,  according  to  the  type  of  work  done 
should  be  similar  to  those  enumerated  for  the  plant  inspector. 
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GENERAL  DATA 

1.  Causes  of  Dust 

The  Censes  of  Dust  Formation  on  street  and  road  surfaces  are  chiefly 
from  three  sources,*  the  wearing  of  the  materials  of  which  they  are  com- 
posed, the  deposition  of  foreign  materials  upon  them  from  outside  sources 
by  the  wind,  by  the  wheels  of  vehicles  and  by  leakage  from  vehicles,  and 
the  excrements  of  animals.  The  degree  of  dust  formation  depends  upon 
the  amount  and  kind  of  traffic,  the  type  of  roadway  surfacing  and  climatic 
conditions.  On  hard,  smooth  pavements  the  formation  of  dust  from  wear 
is  not  excessive  and  its  presence  is  principally  due  to  the  last  two  causes. 
On  broken  stone,  gravel  and  earth  roads  dust  formation  is  excessive  and 
occurs  from  all  three  causes,  but  principally  from  the  wearing  away  of 
the  surfaces  by  the  vehicles  passing  over  them.  Also  the  methods  and 
materials  used  in  construction  and  the  condition  in  which  the  roadway 
surfaces  are  maintained  have  an  important  bearing  upon  the  formation 
of  dust.  Conditions  which  have  a  tendency  to  confine  traffic  to  a  single 
track  on  a  roadway  surface,  such  as  too  narrow  construction,  too  much 
crown,  and  loose,  soft  surfaces,  will  increase  the  formation  of  dust.     See  (5). 

The  Effective  Means  of  Suppressing  the  Dust  Nuisance  are  the  pre- 
vention as  far  as  possible  of  the  formation  of  dust,  the  proper  and  sys- 
tematic cleaning  of  the  roadway  surfaces  and  the  use  of  palliatives. 

The  Determination  of  the  Necessity  for  and  the  Advisability  of  Using 
Dust  Palliatives  depends  upon  the  type  and  condition  of  the  roads,  the 
character  and  amount  of  traffic  using  them,  and  the  local  conditions  bor- 
dering them.  The  selection  of  the  materials  for  dust  prevention  best 
suited  to  each  case  depends  upon  these  same  considerations,  with  the 
addition  of  that  of  cost. 
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aay  be  obtained  by  the  use  of  calcium  chloride,  oil  emulsions  and  light 
ills.  Medium  oils  and  light  tars  are,  however,  more  durable.  The  heavily 
raveled  boulevards  and  park  highways,  generally  having  bituminous  sur- 
i&ees,  either  by  being  so  constructed  or  by  development  from  the  original 
orface  by  the  application  of  a  carpet  of  heavy  bituminous  material,  sel- 
lom  show  any  dust  formation,  and  when  it  does  occur  a  re  treatment  with 
ike  material  as  previously  described  should  be  made. 

MATERIALS  AND  METHODS  OF  APPLICATION 

3.  Water 

Value  as  Dost  Palliative.  Water  has  always  been  considered  an  effec- 
tive dust  palliative,  and  previous  to  the  advent  of  the  swiftly  moving 
aaotor  vehicle  was  about  the  only  material  used  for  this  purpose.  The 
motor  vehicle  traffic  has  so  changed  conditions  and  requirements  that 
water  ajone  is  neither  effective  nor  economical  for  use  on  many  types  of 
road  surfaces.  It  is  generally  used  on  the  so-called  permanent  pavements, 
such  as  granite  block,  wood  block,  brick  and  sheet-asphalt,  both  in  the 
proceeB  of  cleaning  and  for  sprinkling  between  cleanings  to  lay  the  dust. 
Its  use  on  broken  stone,  gravel  and  earth  road  surfaces  does  not  give  satis- 
factory results.  Its  effects  vary  with  the  temperature  and  weather  con- 
ditions and  are  of  short  duration  in  dry,  hot  weather,  when  the  conditions 
are  worst.  It  requires  frequent  applications  during  each  day  and  it  is 
difficult  to  regulate  its  application  so  as  to  obtain  uniform  results.  Con- 
sidering the  benefits  derived  from  iU  use,  the  cost  is  excessive.  Altho 
a  certain  amount  of  water  on  a  water-bound  broken  stone  or  gravel  road 
is  beneficial,  an  excessive  amount  will  cause  muddy  and  slippery  conditions 
and  damage  to  the  surface.  Where  the  traffic  consists  principally  of  auto- 
mobiles, the  use  of  water  has  a  tendency  to  aid  the  destruction  rather 
than  the  preservation  of  the  roatl  surface. 

Efficiency  and  Economy  of  Watering.  Whinery  (31)  states  that  "The  best  known 
and  longest  used  method  of  making  and  keeDing  Btreets  and  roads  dustless  is  by  sprink- 
ling with  water.  At  the  same  time  it  may  be  said  to  be  the  least  developed  process, 
as  far  as  scientific  study  and  application  are  concerned.  Accurate  and  extended 
observations  on  the  effect  of  sprinkling  roads  and  streets,  the  cost  of  the  process,  the 
quantity  of  water  required,  the  best  and  most  efficient  method  of  applying  the  water, 
and  other  pertinent  matters  have  either  not  been  made  or  the  results  have  not  been 
published.  If  any  one  doubts  this,  let  him  attempt  to  obtain,  from  the  scanty  literature 
relating  to  the  subject,  reliable  and  consistent  data  on  any  of  these  points. 

"  Municipal  engineers  seem  to  have  always  looked  on  street  sprinkling  as  an  every- 
day, matter-of-course  operation,  not  worth  serious  attention  and  study,  and  not 
susceptible  of  much  improvement  in  efficiency  and  economy.  It  is  safe  to  say  that  no 
other  municipal  function  or  process  receives  so  little  intelligent  attention  and  super- 
vision. 

"The  cost  of  efficient  street  sprinkling  is  difficult  to  determine  satisfactorily  from 
the  data  available.  Where  referred  to  at  all  in  municipal  reports,  the  necessary  condi- 
tions to  enable  one  to  deduce  reliable  figures  of  unit  cost  are  usually  wanting.  These 
reports  indicate  that  the  cost,  exclusive  of  water,  ranges  from  less  than  1  cent  to  3H 
cents  per  sq  yd  for  the  watering  season,  which  usually  extends  from  May  1st  to  Oct. 
15th.  The  number  of  square  yards  sprinkled  once  is  seldom  given,  and  as  the  number 
of  tunes  sprinkled  per  day  or  per  season  varies  greatly  in  different  cities,  and  on  different 
streets  in  the  same  city,  and  as  there  are  other  varying  conditions  to  be  taken  into 
account,  it  is  not  possible  to  get  at  the  basic  unit  cost  from  the  available  records.  It 
»  practicable,  of  course,  to  estimate  the  theoretical  cost  very  closely,  but  such  estimates 
are  less  satisfactory  than  actual  data  from  experience. 
"The  statistics  available  seem  to  indicate  that,  exclusive  of  the  cost  of  the  water. 
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2.  Selection  of  Materials 

City  Streets,  generally  constructed  with  hard,  smooth  pavements,  are 
subjected  to  extreme  amounts  of  very  heavy  traffic.  Altho  frequent  and 
thoro  cleaning  is  the  best  dust  preventive,  the  use  of  palliatives  is  nec- 
essary. The  only  materials  which  can  be  used  on  such  surfaces  are  water 
and  solutions  of  calcium  chloride.  On  city  streets  with  water-bound 
broken  stone  surfaces,  in  residential  districts,  or  localities  where  the  traffic 
is  not  excessive,  calcium  chloride,  waste  sulphite  liquors,  oil  emulsions  or 
light  oils  may  be  used.  Light  tars  and  medium  oils  may  be  used  where 
the  street  can  be  closed  to  traffic  for  a  sufficient  length  of  time  to  allow 
for  their  application  and  covering  with  sand  or  stone  screenings.  More 
permanent  results  are  obtained  with  the  last  mentioned  materials.  This 
class  of  streets,  constructed  with  bituminous  surfaces,  if  proper  attention 
is  given  to  cleaning,  seldom  requires  the  use  of  palliatives.  When  dust 
formation  occurs  from  a  worn  condition,  an  application  of  a  light  material 
of  the  same  nature  as  that  with  which  the  surface  is  constructed  will  usually 
be  effective  for  a  considerable  length  of  time. 

Suburban  and  Town  Streets,  constructed  with  water-bound  broken 
stone  and  gravel  surfaces,  are  subjected  to  greatly  varying  amounts  and 
character  of  traffic,  and  in  the  selection  of  materials  these  are  the  chief 
considerations.  The  number  of  materials  from  which  to  choose  is  greater 
for  this  class  of  roads  than  for  any  other,  and  practically  all  of  them  may 
be  used,  as  each  is  suitable  to  some  conditions  existing  thereon.  On  resi- 
dential streets,  which  carry  no  thru  traffic,  calcium  chloride,  waste  sulphite 
liquors,  oil  emulsions  or  light  oils  may  be  successfully  used;  on  streets  carry- 
ing a  large  amount  of  thru  automobile  traffic  and  a  small  amount  of  heavy 
horse-drawn  vehicle  traffic,  the  light  or  medium  oils  or  light  tars  should 
be  used;  on  business  streets,  calcium  chloride,  waste  sulphite  liquors,  oil 
emulsions  or  light  oils  are  preferable,  as  the  difficulty  of  applying  and 
protecting  the  medium  oils  and  light  tars  practically  eliminates  them. 
In  all  cases  where  salt  solutions  and  emulsions  are  to  be  used,  a  water 
supply  must  be  readily  available.  Tars  are  not  suitable  for  use  on  gravel 
surfaces  unless  the  gravel  is  of  a  clean,  sandy  nature  with  a  small  percen- 
tage of  clay.  On  bituminous  surfaces  the  same  methods  should  be  followed 
as  recommended  for  city  streets. 

Country  Roads  are  of  two  classes,  improved  roads  with  broken  stone 
or  gravel  surfaces,  and  common  earth  roads  roughly  graded  and  shaped  up 
with  the  native  soil.  The  first  class  may  be  considered  as  hard  roads  and 
the  second  as  soft  roads.  They  are  generally  subjected  to  varying  amounts 
of  mixed  traffic.  On  the  hard  road  surfaces  carrying  a  considerable  amount 
of  about  equally  divided  mixed  traffic,  tars  should  be  used;  on  hard  road 
surfaces  carrying  principally  automobile  traffic,  medium  oils  or  light  tars 
are  equally  satisfactory;  on  soft  earth  roads,  on  account  of  the  fact  that 
they  will  generally  break  up  during  certain  seasons  of  the  year,  the  use 
of  the  heavier  materials  is  inadvisable,  and  the  light  oils  are  about  the 
only  kind  suitable.  The  use  of  salt  solutions  and  emulsions  on  country 
roads  is  generally  impracticable,  because  of  the  difficulty  of  obtaining  a 
water  supply.  Bituminous  surfaces  should  be  treated  as  previously  de- 
scribed. 

Boulevards  and  Park  Highways  are  usually  subjected  to  only  pleasure 
"«hicle  traffic,  chiefly  automobiles.  On  the  shaded  wood  roads  which 
-  a  small  amount  of  this  class  of  traffic,  and  which  are  usually  con- 
ed with  water-bound  broken  stone  or  gravel  surfaces,  good  results 
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may  be  obtained  by  the  use  of  calcium  chloride,  oil  emulsions  and  light 
oils.  Medium  oils  and  light  tars  are,  however,  more  durable.  The  heavily 
traveled  boulevards  and  park  highways,  generally  having  bituminous  sur- 
faces, either  by  being  so  constructed  or  by  development  from  the  original 
surface  by  the  application  of  a  carpet  of  heavy  bituminous  material,  sel- 
dom show  any  dust  formation,  and  when  it  does  occur  a  retreatment  with 
like  material  as  previously  described  should  be  made. 

MATERIALS  AND  METHODS  OF  APPLICATION 

3.  Water 

Value  aa  Dust  Palliative.  Water  has  always  been  considered  an  effec- 
tive dust  palliative,  and  previous'  to  the  advent  of  the  swiftly  moving 
motor  vehicle  was  about  the  only  material  used  for  this  purpose.  The 
motor  vehicle  traffic  has  so  changed  conditions  and  requirements  that 
water  ajone  is  neither  effective  nor  economical  for  use  on  many  types  of 
road  surfaces.  It  is  generally  used  on  the  so-called  permanent  pavements, 
such  as  granite  block,  wood  block,  brick  and  sheet-asphalt,  both  in  the 
process  of  cleaning  and  for  sprinkling  between  cleanings  to  lay  the  dust. 
Its  use  on  broken  stone,  gravel  and  earth  road  surfaces  does  not  give  satis- 
factory results.  Its  effects  vary  with  the  temperature  and  weather  con- 
ditions and  are  of  short  duration  in  dry,  hot  weather,  when  the  conditions 
are  worst.  It  requires  frequent  applications  during  each  day  and  it  is 
difficult  to  regulate  its  application  so  aa  to  obtain  uniform  results.  Con- 
sidering the  benefits  derived  from  iu  use,  the  cost  is  excessive.  Altho 
a  certain  amount  of  water  on  a  water-bound  broken  stone  or  gravel  road 
is  beneficial,  an  excessive  amount  will  cause  muddy  and  slippery  conditions 
and  damage  to  the  surface.  Where  the  traffic  consists  principally  of  auto- 
mobiles, the  use  of  water  has  a  tendency  to  aid  the  destruction  rather 
than  the  preservation  of  the  roatl  surface. 

Efficiency  and  Economy  of  Watering.  Whinery  (31)  states  that  "The  best  known 
and  longest  used  method  of  making  and  keeping  streets  and  roads  dustless  is  by  sprink- 
ling with  water.  At  the  same  time  it  may  be  said  to  be  the  least  developed  process, 
as  far  as  scientific  study  and  application  are  concerned.  Accurate  and  extended 
observations  on  the  effect  of  sprinkling  roads  and  streets,  the  cost  of  the  process,  the 
quantity  of  water  required,  the  best  and  most  efficient  method  of  applying  the  water, 
and  other  pertinent  matters  have  either  not  been  made  or  the  results  have  not  been 
published.  If  any  one  doubts  this,  let  him  attempt  to  obtain,  from  the  scanty  literature 
relating  to  the  subject,  reliable  and  consistent  data  on  any  of  these  points. 

"  Municipal  engineers  seem  to  have  always  looked  on  street  sprinkling  as  an  every- 
day, matter-of-course  operation,  not  worth  serious  attention  and  study,  and  not 
susceptible  of  much  improvement  in  efficiency  and  economy.  It  is  safe  to  say  that  no 
other  municipal  function  or  process  receives  so  little  intelligent  attention  and  super- 
vision. 

"The  cost  of  efficient  street  sprinkling  is  difficult  to  determine  satisfactorily  from 
the  6>ta  available.  Where  referred  to  at  all  in  municipal  reports,  the  necessary  condi- 
tions to  enable  one  to  deduce  reliable  figures  of  unit  cost  are  usually  wanting.  These 
reports  indicate  that  the  cost,  exclusive  of  water,  ranges  from  less  than  1  cent  to  3H 
cents  per  sq  yd  for  the  watering  season,  which  usually  extends  from  May  1st  to  Oct. 
15th.  The  number  of  square  yards  sprinkled  once  is  seldom  given,  and  as  the  number 
of  times  sprinkled  per  day  or  per  season  varies  greatly  in  different  cities,  and  on  different 
streets  in  the  same  city,  and  as  there  are  other  varying  conditions  to  be  taken  into 
account,  it  is  not  possible  to  get  at  the  basic  unit  cost  from  the  available  records.  It 
is  practicable,  of  course,  to  estimate  the  theoretical  cost  very  closely,  but  such  estimates 
are  less  satisfactory  than  actual  data  from  experience. 

"The  statistics  available  seem  to  indicate  that,  exclusive  of  the  cost  of  the  wat<" 
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the  average  cost  per  square  yard  per  season  is  about  2  cents.  The  quantity  of 
reported  as  used  is  as  variable  as  the  cost  of  applying  it.  The  figures  vary  from  20  to 
70  gal  per  sq  yd  per  season.  Probably  46  gal  is  a  (air  average,  and,  at  $90  per  1  000  000 
gal,  the  cost  (or  water  per  square  yard  per  season  would  be  about  0.4  cent,  weiring 
the  average  total  cost  less  than  2.5  cents  per  sq  yd  per  season.  In  Boston,  where  the 
accounts  are  now  kept  with  care,  the  quantity  of  water  used  in  1909  was  leas  than  25  gal, 
and  the  total  cost  2.1  cents  per  sq  yd  per  season.  In  the  suburban  City  of  East  Orange, 
for  the  same  year,  these  figures  were,  respectively,  68  gal  and  2.82  cents,  including 
the  cost  of  water. 

"As  to  cost,  there  is  good  reason  to  believe  that  with  careful,  intelligent,  and  eco- 
nomical management,  including  the  restriction  of  the  quantity  of  water  used  to  that 
actually  necessary,  it  would  not  much  exceed  the  average  cost  of  the  work  as  now 
unsatisfactorily  done.  Ordinarily,  at  least,  it  should  not  exceed  8  cents  per  sq  yd 
per  season,  and  this  figure  may  be  safely  used  for  comparison  with  other  methods." 

Masker  (24)  states  that  "It  is  a  well-known  fact  that  water  is  very  effective  in 
allaying  dust.  When  properly  applied  to  a  stone  road  it  has  some  value  in  preserving 
the  surface,  by  aiding  the  stone  in  retaining  its  cementing  properties.  Before  repeatedly 
applying  water  to  a  road,  the  surface  should  be  cleaned,  and  then  the  complaint  will 
not  be  made  that  the  water  causes  a  muddy  surface.  Water  is  not  only  usee?  to  allay 
dust  on  earth,  gravel  and  macadam  surfaces,  but  also  to  remove  the  fine  dust  which 
accumulates  on  such  surfaces  as  brick,  sheet-asphalt,  wood  block,  etc,  between  cleanings. 
In  this  latter  case  it  may  be  the  most  practical  means  of  preventing  dust  after  reason- 
able care  has  been  taken  in  cleaning  a  street.  Generally,  from  an  economic  point  of 
view,  dust  prevention  by  the  use  of  water  on  gravel  and  macadam  roads  is  not  very 
satisfactory,  when  compared  with  the  use  of  other  means  of  dust  prevention.  On 
hot,  dry  days,  it  evaporates  very  rapidly,  and  hence  its  effects  are  of  very  short  dura- 
tion. Consequently,  on  such  days  when  the  dust  is.  the  most  annoying,  it  is  almost 
impossible,  at  least  impracticable,  to  keep  the  surface  moist  by  this  means.  For  rural 
roads  the  method  of  preventing  dust  by  watering  is  entirely  impracticable.'* 

Blanchard  (10b)  states  that  "One  way  to  satisfactorily  prevent  dust  on  pavements, 
which  are  subjected  to  excessive  horse-drawn  vehicle  traffic,  consists  of  removing  street 
refuse  by  hand  sweeping,  during  the  day;  mechanical  sweeping  of  the  streets  at  night; 
and  finally  flushing  with  water  to  cleanse  the  surface  of  the  pavement  Periodically 
watering  of  pavements  to  lay  dust  thruout  the  day  is  fundamentally  wrong,  as  the 
fine  dust  which  necessitates  sprinkling  should  have  been  removed." 

The  Usual  Method  of  Applying  Water  to  roadway  surfaces  for  the  pur- 
poses of  dust  laying  is  by  means  of  horse-drawn  carts  equipped  with  sprink- 
ling devices  in  two  forms,  one  discharging  the  water  vertically,  and  the 
other  horizontally.  For  use  on  the  hard  pavements  of  city  streets  the 
vertically  discharging  sprinkler  valves  are  preferable,  as  they  are  more 
easily  manipulated  in  operation  so  as  to  avoid  damage  to  pedestrians,  and 
the  action  of  the  water  tends  to  flush  the  dust  to  the  gutters  without  damage 
to  these  roadway  surfaces.  The  action  of  this  type  of  valve  on  water- 
bound  broken  stone  or  gravel  surfaces  has  a  destructive  effect,  and  the 
valves  with  horizontal  discharge  should  always  be  used.  The  carts  con- 
sist of  a  cylindrical  tank,  either  of  wood  or  steel,  mounted  horizontally 
on  a  four-wheel  running  gear.  The  capacities  of  these  tanks  vary  from 
350  to  1000  gal,  and  that  usually  used  has  a  capacity  of  about  000  gal. 
Motor-driven  sprinkling  trucks  are  also  used  for  this  purpose.  The  coat 
of  a  600-gal  horse-drawn  sprinkling  cart  is  about  $350. 

Amount  of  Water  per  Square  Yard.  Essex  (15)  states  "that  each  water"  van, 
380  gal  effective,  should  distribute  24  loads  per  day  over  6  mile-  of*  roadway 
watered  once,  namely,  0000  gal  to  88  000  super  yd  of  carriageway,  or  10-  yd  to  the 
gal.  At  that  time  the  writer  was  getting  only  17  vanloads  per  day,  and  in  conse- 
quence advocated  the  insertion  of  a  new  clause  in  the  street  watering  contract  to 
ensure  the  distribution  of  the  9000  gal  required  daily.     The  effect  of  the  new  clause 

«  to  increase  the  tender  prices  for  cartage  by  Is.  6d.  (86.5  cents)  per  day  for  super- 

'  ~»;   but  even  then  there  was  rn  actual  saving  in  distribution  in  1918  compared 
U0  of  2.56d.  (5.2  cents)  per  1300  gal,  or  £198  ($989.13)  for  the  season.    The 
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Warwick  sprinkler,  a  type  which  has  been  largely  supplied  to  municipal  authorities, 
k  sent  oat  with  a  variable  spread,  by  which  the  carman  can  empty  his  van  in 
6.  4  H  or  3  min  respectively,  but  it  will  be  noticed  that  to  distribute  not  more  than 
CUE  in  with  the  fine  spread  he  would  have  to  travel  8  H  miles  per  hr,  with  a  medium 
spread.  634  P«  miles  hr,  and  with  the  heavy  spread  at  the  impossible  rate  of  9  miles 
per  hr.  It  is  the  indiscriminate  use  of  such  vans  that  gives  rise  to  most  of  the  eom- 
psainfeB  aa  to  excessive  watering  of  carriageways,  and  if  all  water  vans  were  fitted 
with  a  time  recorder  the  head  of  a  department  could  see  for  himself  when  the  men 
were  emptying  their  vans  too  quickly.  In  his  district  the  writer  has  altered  all  sprink- 
lers to  empty  in  not  less  than  9  min,  which  gives  a  rate  of  travel  of  2H  miles  per  hr." 

The  Essex  Time  Recorder.  "  The  objective  of  this  recorder  is  to  satisfy  the  munic- 
ipal surveyor,  or  other  person  responsible  for  the  proper  watering  of  town  streets 
and  roads,  that  each  van  has  distributed  a  certain  number  of  loads  per  day,  that 
those  loads  have  been  full  vanloada,  and  that  the  times  of  traveling  to  and  fro  between 
standposts  and  roads  to  be  watered  has  in  no  case  been  excessive  owing  to  the  unsuitable 
position  of  any  standpost.  The  recorder  consists  of  a  card  rotated  once  in  12  hr  by 
a  simple  clockwork  arrangement  with  a  float  inside  the  water  van  partially  rotating  a 
rod  on  the  top  of  the  van,  to  the  end  of  which  is  attached  a  flat  spring  arm  carrying 
a  pencil  which  records  on  the  cards." 

The  Cost  of  laying  dust  by  sprinkling  with  water  varies  greatly  and 
depends  upon  the  efficiency  with  which  the  work  is  done,  the  cost  of  labor 
and  water,  and  the  frequency  of  sprinkling  necessary  for  the  different 
types  of  road  surfaces.  From  records  available  the  cost  varies  from  2>$ 
to  4  cents  per  sq  yd  of  roadway  surface  for  the  season  when  this  method 
can  be  employed  in  the  average  climate  of  the  United  States.  For  effi- 
cient work  on  broken  stone  or  gravel  roads  the  higher  cost  is  nearest  correct. 

Coat  Date  on  Sprinkling  Streets  with  Water  in  Webb  City, Mo.  (28).  "During  the 
145  days  of  the  season  of  1912,  6768  tanks,  or  475  496  cu  ft  of  water  were  sprinkled 
upon  the  30  425  sq  yd  of  surface  covered.  As  the  water  was  paid  for  at  a  flat  rate 
of  $85  per  month,  this  cost  the  city  $0,084  per  100  cu  ft.  The  number  of  tanks  sprinkled 
per  day  varied  from  15  to  67,  with  an  average  of  46.  This  gives  an  average  of  0.128 
eo  ft  per  sq  yd  per  day.  Of  the  145  days  in  the  season  sprinkling  was  done  on  126, 
or  87%  of  the  time.  The  19  days  lost  represent  actual  time  when,  from  rain  or  other 
causes,  sprinkling  was  unnecessary.  However  on  some  days  the  route  was  only 
covered  two  or  three  times  instead  of  the  regular  four  trips  that  were  usually  made. 

Itemized  Costs  per  Day 


Driver,  110  days  at  $2,  85  days  at  $1.75 

Collector,  4%  of  $958 .66 

Medicine  for  team 

Shoes  for  team  at  $3  per  set 

Hay  and  bedding,  nay  at  $9  per  ton,  straw  at  $0.10  per  bale 
in  barn. . 

Feed,  bran  at  $1.25,  chops  at  $1.60,  oats  at  $0.45  and  $0.60 
fat  barn 

Repairs  and  renewals  to  harness  and  sprinkler 

Receipt  books,  2000 

Water,  4%  months  at  $85 

Interest  on  investment,  6%  of  $850  for  1  year,  6%  of  $560 
for  5  months 

Depreciation  on  sprinkler,  cost  $850,  life  10  years,  8%  com- 
pound, 8.78%  of  $350 

Depreciation  on  team  and  harness,  value  $560,  life  8  years, 
8%  compound,  or  11 .26%  of  $560,  for  5  months  of  year 

Total 


Total 

for  145 

Days 


$281.26 

38.35 

1.40 

17.08 

50.40 

94.75 

61.65 

6.50 

163.35 

85.00 

30.56 

26.26 


$805.54 


Per  Day 


$1.9396 
0.2645 
0.0095 
0.1177 

0.3476 

0.6534 
0.4262 
0.0379 
1.1266 

0.2414 

0.2108 

0.1810 


$5,555' 
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Cost  Date  on  Street  Sprinkling  in  Manchester,  N.  H.  (28).  "The  sprinkling  season 
began  April  14  and  extends  to  Nov.  1,  200  days,  but  for  80%  of  that  time  sprinkling 
is  not  found  necessary.  The  average  cost  to  the  city,  then,  for  140  days  of  actual 
sprinkling,  is  $10  600.  The  capacity  of  the  sprinklers  is  600  gal.  The  average  num- 
ber of  loads  per  sprinkler  per  day,  80.46;  total  gallons  per  day,  274  200;  average 
gallons  per  sprinkler  per  day,  18  280;  average  distance  traveled  pet  sprinkler  per 
day,  13.87  miles;  average  distance  sprinkled  per  day,  9.64  miles;  average  effective- 
ness per  day  per  sprinkler,  72%;  average  waste  travel  per  sprinkler  per  day.  28%; 
average  cost  per  mile  sprinkled  (effective  work)  $0,618;  average  cost  per  mile  sprinkled 
(effective  work)  should  be  $0,871;  average  distance  sprinkled  per  load  of  600  gal, 
1670  ft,  or  2.78  ft  per  gal." 

Efficiency  of  Electric  Street  Watering  Vehicle  (8).  "The  chassis  is  a  8^-ton  one, 
and  is  18  ft  6  in  long  and  6  ft  9  in  wide.  The  tank,  which  is  cylindrical  in  shape,  has 
a  capacity  of  760  gal,  and  is  fitted  with  sleeve  valve  sprinklers.  The  spray  operates 
at  the  front  of  the  vehicle,  this  making  it  easier  of  control  by  the  driver,  as  there  is 
no  necessity  for  him  to  turn  his  head  to  see  where  the  water  is  going.  With  fast  mov- 
ing vehicles  this  arrangement  is  of  the  utmost  importance.  There  is  no  force  pump 
provided,  as  the  pressure  of  water  in  the  cylindrical  tank  produces  a  spray  sufficient 
to  water  a  street  7  yd  wide.  The  electric  vehicle  is  capable  of  doing  the  work  of  six 
horse  vans.    The  following  comparison  is  based  on  6H  days'  work  per  week. 

Cost  of  Electric  Vehicle  per  Week 

£.  s.  d. 

Driver's  wages 1  15  0  $8.62 

Power,  384  units  at  Id.  (2  cents) 1  12  0  7.79 

Depreciation 2  10  0  12.17 

Sundries,  insurance,  oil,  etc 0  6  0  1 .  46 

Water,  84  500  gal 2  2  3  10.26 


Total 8      5    3         $40.20 

Cost  of  Six  Horse-Drawn  Watering  Vans  per  Week 

£.  s.  d. 

Six  drivers'  wages  at  29s.  ($7.06) 8  14  0  $42 .34 

Hire  of  6  horses  at  27s.  ($6.57) 8  2  0  39.42 

Water,  173  000  gal 4  6  8  20.99 


Total 21      2    8"    $102.75 

4.    Sea-Water 

Physical  Properties.  Sea-water,  on  account  of  the  fact  that  it  contains  a 
certain  amount  of  hygroscopic  salts,  which  have  a  tendency  to  absorb  and 
retain  moisture,  has  been  used  for  dust  laying  purposes  in  some  coast  cities 
and  towns,  but  not  to  any  great  extent.  Hubbard  (4)  states:  "  It  has 
long  been  known  that  certain  salts  have  so  great  an  affinity  for  water  that 
they  are  not  only  capable  of  retaining  moisture  for  a  long  time  under  con- 
ditions which  would  otherwise  produce  rapid  evaporation,  but  that  they 
are  capable  of  absorbing  water  from  the  atmosphere  to  a  great  extent. 
Some  of  these  salts  are  so  hygroscopic  that,  in  a  humid  atmosphere,  they 
will  often  completely  dissolve  in  the  water  which  they  have  absorbed  from 
the  air.  Salts  of  this  character  are  termed  deliquescent,  and  it  is  to  a 
great  extent  these  hygroscopic  and  deliquescent  salts  that  have  been  em- 
ployed as  dust  preventives.  Their  chemical  action  upon  certain  rock  pow- 
ders may  also  increase  the  formation  of  binding  material  to  some  extent, 
but  they  are  not  primarily  employed  for  this  purpose.  Their  principal 
use  is  to  keep  the  road  surface  in  a  semi-moist  condition  for  a  much  longer 
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period  than  would  be  possible  by  the  application  of  a  corresponding  amount 
of  water  only,  and  the  number  of  sprinklings  necessary  is  therefore  greatly 
reduced.  One  of  these  salts,  magnesium  chloride,  MgCU,  occurs  to  a  consid- 
erable extent  in  sea-water.  The  effect  of  its  presence  in  the  cheaper  grades  of 
table  salt  may  be  seen  in  the  tendency  by  the  salt  to  lump  in  damp  weather. 
This  is  due  to  the  absorption  of  water  by  the  small  amount  of  magnesium 
chloride  which  remains  even  after  the  salt  has  been  purified.  On  account 
of  the  presence  of  this  substance,  sea-water  has  been  tried,  in  a  number 
of  favorably  situated  localities,  for  the  purpose  of  laying  dust.  While 
the  number  of  sprinklings  has  been  somewhat  reduced  by  this  means  the 
results  have,  as  a  rule,  been  far  from  satisfactory,  owing  to  the  presence 
of  an  excessive  amount  of  common  salt,  sodium  chloride,  which  is  applied 
at  the  same  time  and  which  has  no  hygroscopic  properties.  In  extremely 
dry  weather,  a  hard  salty  scale  is  produced  on  the  road,  which  is  very 
undesirable,  and  in  wet  weather  the  mud  contains  so  much  salt  that  it  is 
injurious  to  the  varnish  and  iron  work  on  vehicles.  This  strong  salt  mud 
is  also  apt  to  cause  soreness  around  the  fetlocks  of  horses." 

The  Use  of  Sea- Water  in  the  process  of  flushing  and  cleaning  pave- 
ments is  of  some  advantage,  as  a  portion  of  the  hygroscopic  salt  remains 
after  the  cleaning,  which  tends  to  keep  the  street  surface  damp  for  a  longer 
period.  Except  at  locations  close  by  the  sea  front  with  special  equipment 
for  pumping,  or  in  cities  having  a  separate  salt  water  service  for  fire  pur- 
poses, its  use  is  prohibitive  on  account  of  excessive  cost  of  loading  and 
transporting.  The  methods  of  application  are  the  same  as  for  water  and 
the  costs  are  practically  the  same. 

5.    Calcium  Chloride 

Calcium  chloride  is  a  hygroscopic,  deliquescent  salt  obtained  as  a  by- 
product principally  in  the  manufacture  of  washing  soda  by  the  ammonia 
process.  It  may  be  obtained  in  a  solid  or  granulated  form  or  in  the  form 
of  a  concentrated  solution.  The  granulated  form  is  the  most  convenient 
and  economical  for  use  for  dust  laying  purposes,  as  it  can  be  applied  to 
the  road  surface  in  this  form  by  the  dry  method,  or  it  can  be  readily  dis- 
solved in  water  to  make  solutions  of  the  desired  strength.  By  purchasing 
it  in  the  form  of  a  solution,  unnecessary  transportation  charges  are  incurred 
on  account  of  the  large  percentage  of  water,  which  in  the  strongest  solu- 
tion amounts  to  about  60%,  whereas  in  the  dry  form  the  moisture  contained 
amounts  to  about  25%. 

The  Action  of  Calcium  Chloride  on  the  Road  Surface  is  the  same  as 
that  of  the  magnesium  chloride  in  sea-water,  as  it  absorbs  moisture  from 
the  air  and  maintains  the  surface  in  a  damp  condition  for  a  longer  time 
than  pure,  fresh  water.  It  produces  a  clean,  odorless  condition,  which  is 
very  desirable  in  residential  and  crowded  city  streets.  It  has  little,  if 
any,*  bonding  properties  for  broken  stone  or  gravel  surfaces,  except  in  so 
far  as  it  retains  the  fine  material.  For  this  reason,  on  roads  subjected 
to  excessive  automobile  traffic,  altho  it  is  more  effective  as  a  dust  layer 
than  water,  it  does  not  preserve  the  surface  to  a  much  greater  extent. 
One  advantage  of  the  use  of  calcium  chloride,  especially  in  dry  form,  over 
water  is  that  it  can  be  used  during  cold  weather  when  water  would  freeze. 
Table  I  shows  the  freezing  point  and  average  cost  of  various  solutions  of 
calcium  chloride. 
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Table  I. — Calcium  Chloride 


Freezing 

Point 

of 

Solution 

Spedfle 
Gravity 

of 
Solution 

Percent 
Granulat- 
ed Calcium 
Chloride 

in 
Solution 

Pounds 
Granulat- 
ed Calcium 

Chloride 
per  600  Gal 

Solution 

Coat 

Cart  Load 

.600  Gal 

at  Plant 

Coat 

So  Yd 

300  Gal 

Covering 

2000 
SqYd 

82°  P 

1.000 
1.020 
1.087 
1.064 
1.068 
1.081 
1.092 
1.103 
1.114 
1.128 
1.132 
1.140 
1.148 
1.166 
1.162 
1.169 
1.176 
1.180 

0.0 
3.6 
6.1 
8.7 
10.8 
12.8 
14.4 
16.0 
17.6 
18.9 
20.1 
21.3 
22.4 
23.6 
24.4 
26.8 
26.1 
26.8 

0 

177 

818 

467 

678 

693 

787 

884 

981 

1066 

1141 

1218 

1288 

1369 

1419 

1483 

1586 

1684 

$1.42 

2.64 

8.66 

4.62 

6.64 

6.29 

7.07 

7.86 

8.18 

8.62 

9.74 

10.30 

10.87 

11.86 

11.86 

12.29 

12.67 

30 

$0.00086 

28 

0.00064 

26 

0.00092 

24 

0.00116 

22 

0.00139 

20 

0.00167 

18 

0.00177 

16 

0.00196 

14 

0.00213 

12 

0.00228 

10 

0.00244 

8 

'0.00257 

6 

0.00271 

4 

0.00288 

2 

0.00296 

0 

0.00807 

-2 

0.00817 

This  material  is  particularly  effective  and  suitable  for  use  on  gravel 
walks,  fair  grounds  and  resorts  which  are  used  by  large  numbers  of  pedes- 
trians and  on  private  driveways  and  race  courses. 

Report  of  Committee  of  Judges  of  the  Roads  Improvement  Association*  England,  in 
1909  and  1910.  "  We  are  of  the  opinion  that  the  results  of  the  tests  of  calcium  chloride 
applied  in  granular  form  by  the  'dry*  method  have  shown  that  it  is  a  very  effective 
dust  layer,  and,  that  it  is  a  cheaper  and  preferable  process  to  that  of  street  wafrsriag, 
which,  as  now  carried  out,  is  undoubtedly  very  injurious  to  macadamised  roads; 
that  the  treatment  has  the  ill  effects  of  causing,  during  the  winter  months,  an  ab- 
normal quantity  of  sticky  mud,  a  decided  tendency  to  licking  up,  and  a  dismtegratiag 
action  upon  the  macadam  surface." 

Application.  Calcium  chloride  is  applied  to  the  road  surface  by  either 
the  dby  or  wet  method  and  before  the  application  all  excessive  loose  dust 
should  be  removed.  In  the  granular  form  it  is  shipped  in  air-tight  steel 
drums  containing  about  350  lb.  When  a  drum  is  opened  for  use  the  mate- 
rial should  be  spread  as  soon  as  possible,  as  it  will  rapidly  absorb  enough 
moisture  from  the  air  to  cause  it  to  fuse  and  become  lumpy.  When  ap- 
plied dry  it  can  be  spread  with  shovels  or  by  means  of  a  fertiliser  spreader, 
the  latter  method  being  preferable  as  it  can  be  more  evenly  distributed. 
This  spreader  consists  of  a  trough  about  6  ft  long  mounted  on  two  wheels. 
The  bottom  of  the  trough  is  perforated,  and  the  size  of  the  openings  is  reg- 
ulated by  a  movable  plate  controlled  by  a  lever.  There  is  an  agitator 
running  the  full  length  of  the  trough  which  operates  automatically  when 
the  apparatus  is  in  motion  and  prevents  the  clogging  of  the  openings. 
For  the  first  application  on  broken  stone  or  gravel  roads  about  1  to  13^  lb 
to  the  sq  yd  of  surface  should  be  used  and  for  subsequent  applications 
about  one  half  this  amount.     Each  application  of  the  salts  should  be 

^tive  for  from  1  to  2  months,  depending  upon  the  traffic  and  weather 
ions.  In  the  use  of  the  dry  method  of  application  it  is  advisable 
le  surface  should  be  in  a  damp  condition,  especially  if  the  weather 
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is  hot  and  dry.  It  is  also  necessary  to  occasionally  feed  the  salt  with 
iprinklings  of  water  in  dry  weather.  The  dry  method  should  not  be  used 
on  hard  permanent  pavements,  as  the  salt  will  be  washed  or  swept  by 
traffic  into  the  gutters  before  it  dissolves.  When  the  calcium  chloride  is 
applied  by  the  wet  method  the  salt  is  dissolved  in  water  to  the  required 
strength  and  sprinkled  on  the  road  surface  with  an  ordinary  watering 
eart.  The  solution,  as  applied,  should  contain  about  1  lb  of  salt  to  1  gal  of 
vater  and  for  a  first  treatment  two  applications  should  be  made,  with  an 
interval  of  from  1  to  2  weeks  between.  Subsequent  applications  should  be 
made  as  required  at  intervals  of  from  3  to  6  weeks,  depending  upon  conditions 
before  mentioned.  A  heavier  application  should  be  made  at  the  center 
than  at  the  sides  of  the  road.  A  strong  solution  may  be  made  or  pur- 
chased and  stored  in  metal  tanks  and  drawn  off  into  the  carts  and  diluted 
■s  required  for  application.  The  material  can  be  more  rapidly  dissolved 
by  employing  some  form  of  mechanical  agitation  or  by  stirring  with  a 
paddle.  A  good  method  suggested  by  Prevost  Hubbard  is  to  suspend 
the  salt  in  a  wire  net  basket  near  the  surface  of  the  water  and  as  the  water 
in  contact  with  the  salt  soon  becomes  a  concentrated  solution  which  is 
heavier  than  the  surrounding  water,  it  sinks  to  the  bottom,  .producing  a 
circulation  and  allowing  fresh  water  to  constantly  attack  it. 

Cost.  Calcium  chloride  can  be  purchased  in  the  United  States  at  about 
113  per  ton  f.  o.  b.  at  points  of  manufacture.  The  cost  of  treating  broken 
■tone  and  gravel  road  surfaces  with  calcium  chloride  varies  from  2  to  4 
cents  per  sq  yd  for  the  usual  watering  season,  and  the  average  cost  is  about 
8  cents.  The  cost  is  about  the  same  as  that  of  sprinkling  with  water  and 
the  results  are  much  more  satisfactory  and  even. 

Cost  of  Using  Calcium  Chloride  at  Watertown,  N.  Y.  (12c) .  In  191 1  calcium  chloride 
rea  applied  dry  from  a  lime  spreader.  The  streets  were  first  swept  by  hand.  The 
eaat  of  material,  including  freight  and  haul,  was  $2.85  per  drum.  About  18  700  ft 
vere  treated,  20  ft  wide,  using  100H  drums  of  calcium  chloride  at  an  estimated  cost 
af  1.88  cents  per  aq  yd.  On  eleven  sections  treated,  average  costs  per  sq  yd  were: 
Sweeping,  0.14  cents;  hauling  and  spreading,  0.14  cents;  foreman,  0.06  cents.  Total 
cost  on  19  sections  averaged  1.89  cents  per  aq  yd. 

6.    Emulsions 

Emulsions  to  be  used  as  dust  palliatives  usually  consist  of  water  with 
mme  saponifying  agent  and  an  asphaltic  or  paraffin  oil.  Tar  is  sometimes, 
Lho  rarely,  used.  The  saponifying  agents  most  commonly  used  with  oils 
are  alkalies  such  as  potash,  soda,  ammonia,  crude  carbolic  acid  and  cheap 
map  solutions.  These  form  a  chemical  solution  which  is  miscible  with 
the  oils,  and  when  spread  upon  the  road  surface  separates,  and  the  water 
quickly  evaporates,  leaving  the  oil  in  a  thin  evenly  spread  layer.  Paraffin 
oils  used  for  this  purpose  produce  a  greasy  condition  and  give  only  very 
temporary  results,  having  no  binding  qualities.  Best  results  are  obtained 
by  the  use  of  asphaltic  and  semi-asphaltic  oils,  as  after  a  number  of  appli- 
cations a  considerable  amount  of  asphalt  accumulates  on  the  road  sur- 
face which  not  only  effectively  lays  the  dust,  but  also  serves  as  a  binder 
For  its  protection. 

Concentrated  Emulsions.  Oil  emulsions  in  concentrated  form  may  be 
purchased  from  the  manufacturers  and  diluted  with  water  in  the  carts 
bo  the  desired  strength  for  application,  or  may  be  easily  and  cheaply  pre- 
pared by  the  user.  Where  this  type  of  palliative  is  to  be  used  to  a  con- 
■derable  extent,  a  mixing  plant  may  be  installed  at  some  central  location 
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for  the  preparation  of  the  emulsion  in  the  concentrated  form,  from  which 
it  is  distributed  in  this  form  to  the  various  points  of  use. 

Oil  for  Emulsion.  A  typical  specification  for  an  oil  to  be  used  in  preparole  an 
emulsion  is  as  follows:  Emulsion  oil  shall  be  a  petroleum,  with  an  asphaltic  bats, 
containing  not  leas  than  85%  of  asphalt;  it  shall  be  free  from  sulphurous  hydrogen 
odors;  its  specific  gravity  shall  be  not  less  than  0.920  at  25°  C  (77°  F);  its  flash  point 
not  lower  than  93°  C  (200°  F);  soluble  in  86°  B  naphtha  to  at  least  80%;  when  20  g 
are  heated  in  an  open  vessel  at  168°  C  (325°  F)  for  5  hr,  the  loss  in  weight  by  volatiliza- 
tion shall  not  exceed  20%;  it  shall  be  soluble  in  carbon  bisulphide  to  at  least  99.6%. 

An  Approved  Method  of  Preparing  an  Oil  Emulsion  which  has  been  used  to  con- 
siderable extent  by  the  City  of  Boston  is  to  dissolve  26  to  30  lb  of  cottonseed  soap  in 
100  gal  of  hot  water;  to  this  solution  is  added  200  gal  of  the  emulsion  oil  and  the 
mixture  is  then  agitated  for  about  20  min.  The  mixing  may  be  done  in  the  tank  d 
an  ordinary  watering  cart  and  it  is  then  drawn  off  into  a  large  storage  tank.  This 
concentrated  emulsion  is  then  transported  to  the  points  where  it  is  to  be  used  and 
further  diluted  with  water  to  the  desired  strength  for  application. 

A  Typical  Specification  for  Emulsified  Oil  to  be  purchased  from  the  manufacture] 
ready  to  be  diluted  with  water  for  application  is  as  follows:  The  compound  must 
be  of  an  asphaltic  petroleum  base,  showing  not  less  than  36%  asphaltic  residue,  so 
compounded  that  it  is  easily  miscible  with  water  in  varying  proportions  of  10  to  50*5* 
and  when  so  mixed  with  water,  it  is  suitable  for  application  to  the  road  thru  the  ordi- 
nary sprinkling  wagons.  The  emulsion  when  spread  upon  the  road  shall  be  entirely 
without  odor.  The  emulsion  shall  have  such  drying  and  penetrating  properties  that 
when  applied  to  a  broken  stone  surface  under  direct  sunlight,  at  a  temperature  of  not 
less  than  10°  C  (65°  F)  and  60%  of  humidity,  it  will  not  adhere  to  vehicle  tires  or 
soles  of  shoes  after  6  hr  from  the  time  of  its  application.  The  compound  shall  posses! 
the  following  characteristics:  It  shall  be  free  of  objectionable  coal  tar  products  and 
sulphurous  hydrogen  odors;  specific  gravity  not  lighter  than  0.950;  flash  point  not 
lower  than  93°  C  (200°  F) ;  burning  point  not  lower  than  149°  C  (300°  F) ;  when  heated 
in  an  open  vessel  for  6  hr  at  110°  C  (230°  F),  the  loss  shall  not  exceed  20%;  and  at 
140°  C  (284°  F),  the  loss  shall  not  exceed  26%.  The  compound  must  be  entirely 
soluble  in  carbon  disulphide.     It  shall  not  contain  more  than  1  %  inert  mineral  matter. 

Application  of  Emulsions.  These  emulsified  oils  are  diluted  with  about 
three  parts  of  water  to  one  part  of  oil  for  first  applications,  and  for  Bub- 
sequent  applications  may  be  reduced  to  four  parts  water  to  one  of  oil  if 
conditions  warrant  it.  The  emulsion  is  generally  applied  with  the  ordi- 
nary watering  cart  and  a  600-gal  cartload  should  cover  an  average  of 
.3500  sq  yd  of  roadway  surface.  The  interval  between  the  first  and  see* 
ond  applications  should  be  from  5  to  7  days,  and  between  the  subsequent 
applications  from  1  to  6  weeks,  depending  upon  traffic  and  weather  con* 
ditions.  The  cost  of  effective  dust  laying  by  the  use  of  oil  emulsions  variei 
from  2  to  4  cents  per  sq  yd  for  the  usual  watering  season  of  7  or  8  months. 

Cost  Data,  District  of  Columbia.  (12b).  In  1910,  190  600  sq  yd  of  broken  stom 
roads  were  treated  with  oil  emulsions.  The  following  table  gives  cost  and  amount 
of  work.  On  sections  1,  2,  and  4,  Standard  emulsion  was  used  at  a  cost  of  4  centi 
per  gal  plus  freight.  On  sections  3,  6,  and  6,  a  product  of  the  Indian  Refining  Co. 
used  at  a  cost  of  6  cents  per  gal. 


Section 


1 
2 
3 
4 


SqYd 
Oiled 


32  800 
9  800 
72  200 
40  800 
13  500 
15  500 


Total  Gal 


8  000 

2  345 
21  545 
10  988 

3  730 
3  450 


Cost  of 
labor,  etc, 
Cents   per 

SqYd 


0.663 
0.533 
0.462 
0.669 
0.400 
0.358 


Cost  of 
Material, 
Cents  per 

SqYd 


1 
1 
1 
1 

1 
1 


055 
041 
668 
166 
651 
335 


Number 

of 

Applications 


6 
6 
9 
12 
9 
6 


Light  Oils 
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7.    Light  Oils 

Oils  Used  as  Dust  Palliatives  comprise  crude  petroleums,  distillates 
and  fluid  residual  oils  from  the  distillation  of  crude  petroleum,  and  cut- 
back oils  prepared  by  fluxing  residuums  with  distillates.  Crude  oils  are 
not  used  to  a  great  extent  for  this  purpose  as  they  are  not  readily  obtain- 
able except  in  the  vicinity  of  the  oil  fields  where  they  are  produced,  and 
are  generally  refined  to  obtain,  for  other  purposes,  their  more  valuable 
constituents.  The  California  and  Mexican  crude  oils  are,  however,  used 
to  some  extent.  These  oils  are  known  as  asphaltic  oils  and  are  preferable 
to  the  paraffin  oils  for  highway  work.  Crude  paraffin  oils  are  seldom  used 
for  purposes  of  highway  work  on  account  of  their  greasy  nature  and  lack 
of  binding  qualities,  and  also  because  their  constituents  are  of  much  greater 
value  for  other  purposes. 

Non-Asphaltic  Road  Oils  for  dust  laying  purposes,  several  of  which 
are  on  the  market  and  sold  under  trade  names,  are  used  to  some  extent 
in  cities  and  towns.  These  oils  are  generally  distillates  from  either  as- 
phaltic or  paraffin  petroleums.  They  are  very  light,  have  no  binding 
properties,  and  their  effects  are  of  short  duration,  necessitating  frequent 
application.  This  class  of  oils  has  certain  advantages  over  asphaltic  oils 
in  that  they  are  cleaner,  comparatively  odorless  and  require  no  covering. 

The  following  Table  II  by  Hubbard  (4),  -shows  the  differences  in  prop- 
erties possessed  by  three  kinds  of  crude  petroleum. 

Table  11*— Results  of  Tests  of  Crude  Petroleums 


Kind  of  Oil 


Pennsylvania,  paraffin 
Texas,  semiaspnaltic . . 
California,  asphaltic.  . 


Specific 
Gravity 


0.801 
0.904 
0.989 


Flash 
Point 


Volatil- 
ity at 
100°  C 

(212°  F) 
7hr 


43*  C  (109°  F) 
26°  C  (  79°  F) 


47.3% 
20.0% 


Volatil- 
ity at 
160°  C 
(320°  F) 
7hr 


58.0% 
27.0%> 


Volatil- 
ity at 
205°  C 

(401°  F) 
7hr 


68.0% 
49.0% 


d42.7% 


Resi- 
due 


b32.0 
C51.0 
e57.3 


a.  Ordinary  temperature,     b.  Soft. 
7  hr.    e.  Soft  maltha,  sticky. 


c  Quick  flow.     d.  Volatility  at  200°  C  (392°  F), 


As  shown  in  the  Table,  the  specific  gravity  increases  from  the  paraffin 
to  the  asphaltic  oil.  This  is  also  true  for  the  percentage  of  residue,  while 
the  volatility  decreases  correspondingly. 

A  comparison  of  the  residuums  obtained  from  refining  oils  similar  to 
those  described  in  Table  II  is  shown  in  Table  III. 

Table  m. — Results  of  Tests  of  Petroleum  Residuums 


Kind  of  Oil 

from  which 

Residuum*  came 

Specific 
Gravity 

Flash 
Point 

Volatil- 
ity at 
200°  C 

(392°  F) 
7hr 

Residue 

Solid 
Paraffin 

Fixed 
Carbon 

Pennsylvania,  paraffin 
Texas,  semiaspnaltic. . 
California,  asphaltic .  . 

0.920 
0.974 
1.006 

186°  C  (367°  F) 
214°  C  (417°  F) 
191°  C  (376°  F) 

14.2% 

6.2% 

17.3% 

a85.8% 
93.8% 
82.7% 

11.0% 
1.7% 
0.0% 

3.0% 
3.6% 
6.0% 

a.  Soft. 

In  comparing  these  results,  an  increase  in  specific  gravities  in  the  same 
direction  as  in  the  case  of  the  crude  petroleums  will  be  observed. 
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volatility  and  percentage  of  residue,  however,  are  not  in  the  same  01 
An  these  depend  wholly  upon  the  point  at  which  distillation  is  stop] 
in  the  process  of  refining,  such  a  result  is  to  be  expected.     In  oompi 
the  crude  oils  with  the  residuums  it  will  be  seen  that  the  latter,  as  woi 
naturally  be  supposed,  carry  a  greater  percentage  of  non-volatile  const 
uents,  and  other  things  being  equal,  are  therefore  of  more  value  as 
manent  binders. 

Fluid  Residual  Oils  obtained  from  the  distillation  of  crude  petrol 
are  used  to  a  considerable  extent  in  the  United  States  as  dust  palliativi 
Those  best  suited  for  the  purpose  are  the  residuums  from  the  Califoi 
Mexican  and  some  Texas  petroleums.      The  density  of  these  residuui 
varies  considerably  from  that  rich  in  paraffin  hydrocarbons  with  a>  s] 
gravity  of  about  0.920  to   that  containing  only  asphaltic  hydrocaxboi 
with  a  specfic  gravity  of  about  1.000,  and  the  lighter  residuums  'with 
specific  gravity  not  exceeding  0.950  are  generally  used  for  dust 
purposes. 

Cut-Back  Oils,  which  are  oils  prepared  for  use  as  dust  palliatives 
binders  by  fluxing  heavy  residual  asphalts  with  volatile  distillates,  gh 
very  good  results.  By  this  method  of  preparation  they  can  be  made 
the  desired  consistency  for  application  and  after  application  the  lif 
fluxing  material  quickly  volatilizes,  leaving  the  heavy  asphaltic  constit- 
uents evenly  spread  on  the  road  surface.  Cut-back  oils  may  be  obtained 
having  varying  specific  gravities  and  asphaltic  contents,  but  usually  only 
the  lighter  grades  are  of  this  type,  as  these  grades  are  not  as  readily  ob- 
tainable in  the  form  of  residuals  as  the  heavier  grades,  on  account  of  the 
fact  that,  by  the  process  of  refining  the  crude  petroleum  to  obtain  the 
more  valuable  products,  most  of  the  light  constituents  are  removed. 

On  broken  stone  and  gravel  road  surfaces  where  the  traffic  is  light,  a 
residual  or  cut-back  oil  which  meets  the  following  specifications  may  be 
used  with  good  results  and  will  ordinarily  maintain  a  dustless  condition 
with  from  two  to  three  applications  a  year. 

Spedfic  gravity  at  15.6°  C  (60°  £) 0.920  to  0.950.      - 

Asphalt  content  at   100  penetration  at  25°  C 
(77°  F)  after  evaporation  at  temperature  not 

exceeding  260°  C  (500°  F) not  leas  than  45%, 

Loss  in  weight,  by  heating  20  g  5  hr  at  a  tem- 
perature of  163°  C  (325°  F) not  more  than  25%, 

Bitumen  soluble  in  CS«  at  air  temperature not  leas  than  99.6%, 

Bitumen  soluble  in  76°  B  naphtha  at  air  tem- 
perature     not  leas  than  85%, 

Flash  point not  leas  than  54°  C  (130°  F). 

On  broken  stone  and  gravel  road  surfaces  subjected  to  a  considerable 
amount  of  traffic,  a  large  percentage  of  which  is  of  rubber-tired  motor 
vehicles,  excellent  results  are  obtained  in  the  work  of  laying  the  dust  and 
of  preserving  the  road  surface  by  the  use  of  oils  meeting  the  following 
specifications. 

Spedfic  gravity  at  15.6°  C  (60°  F) 0.940  to  0.970, 

Asphalt  content  at  100  penetration  at  25°  C 
(77°  F)  after  evaporation  at  a  temperature  not 

exceeding  260°  C  (600°  F) not  lees  than  60%, 

Loss  in  weight  by  heating  20  g  5  hr  at  a  tem- 
perature of  163°  C  (325°  F) not  more  than  20%, 

Bitumen  soluble  in  CSt  at  air  temperature not  leas  than  99.6  %, 

""men  soluble  in  76°  B  naphtha  at  air  tem- 

iture not  leas  than  85%, 

oint not  less  than  54°  C  (180°  J>* 
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Application.  Fluid  road  oils  are  usually  shipped  in  tank  cars  of  from 
6  000  to  10  000  gal  capacity.  These  tanks  are  generally  equipped  with 
steam  coils  for  the  purpose  of  heating  the  oils  if  they  are  of  such  consis- 
tency as  to  require  it  for  application.  In  the  application  of  oils  having 
a  specific  gravity  of  less  than  0.950  and  an  asphaltic  content  of  50%  or 
less,  heating  is  not  generally  required  when  the  air  temperature  is  above 
21°  C  (70°  F),  but  with  oils  heavier  than  as  above  described  better  results 
will  be  obtained  by  heating  before  application  to  about  66°  C  (150°  F). 
By  heating,  the  heavier  oils  can  be  more  easily  handled  and  more  evenly 
spread  in  the  desired  quantities.  Where  possible  it  is  advisable  to  have 
the  tank  car  set  at  an  elevation  above  the  distributing  vehicle  so  that 
the  oil  may  be  drawn  off  by  gravity.  Otherwise  it  is  pumped  out  either 
by  hand  or  power  pump. 

Non-asphaltic  and  very  light  asphaltic  road  oils  which  are  used  cold 
may  be  applied  to  the  road  surface  by  means  of  the  ordinary  water  sprink- 
ling cart  or  gravity  distributors,  but  much  better  results  are  obtained  by 
the  use  of  some  type  of  pressure  sprayer,  even  for  these  light  oils.  In  the 
application  of  the  heavier  grades  of  road  oils,  oltho  the  gravity  distributor 
may  be  used,  it  is  advisable  to  use  pressure  sprayers  whenever  possible. 
Before  applying  oils  to  the  road  surface  it  is  quite  essential  that  the  sur- 
face should  be  cleaned  and  all  loose,  fine  dust  removed,  especially  when 
the  heavier  grades  are  to  be  used.  The  heavier  the  oil  used  the  more 
important  it  is  that  the  surface  should  be  thoroly  cleaned,  f o  obtain 
the  best  results  the  oils  should  be  applied  as  soon  as  the  surface  has  dried 
oat  after  a  heavy  rain  or  after  a  thoro  wetting  with  a  watering  cart,  as 
the  fine  dust  particles  are  thereby  washed  from  the  surfaces  of  the  aggre- 
gate and  better  penetration  and  adhesion  is  obtained.  At  the  time  of 
application,  however,  the  surface  of  the  road  should  be  dry  and  warm. 
In  the  treatment  of  gravel  surfaced  roads,  the  washing  of  the  surface  is 
particularly  advisable.  Before  treatment  with  road  oils  the  surfaces  should 
be  put  in  good  repair  and  all  holes  and  depressions  patched  and  filled. 
Surface  treatments  of  roads  with  asphaltic  oils  as  dust  palliatives  will  not 
provide  a  new  surface  for  an  old  worn-out  one,  but  will  greatly  aid  in 
the  preservation  and  maintenance  of  a  good  surface. 

The  Amount  of  Oil  to  be  used  for  each  treatment  depends  upon  the 
condition  of  the  road  surface  and  the  kind  of  oil  used.  In  the  use  of 
the  lighter  oils  on  a  broken  stone  road  surface  in  good  condition,  from  y* 
to  Ko  of  a  gal  per  sq  yd  is  sufficient,  if  applied  with  a  pressure  sprayer,  to 
lay  the  dust  for  from  3  to  6  months.  If  the  road  is  well  worn  down  to 
the  larger  stones,  from  H  to  %  gal  per  sq  yd  should  be  used,  and  a  cover- 
ing of  sand  applied.  For  gravel  surfaced  roads  about  the  same  quantities 
should  be  used  for  similar  conditions.  If  it  does  not  cause  too  great  incon- 
venience to  traffic,  it  is  advisable  to  close  the  roadway  for  a  few  hours  after 
the  application  of  oil,  to  allow  the  oil  to  penetrate  the  surface  as  much  as 
possible  before  covering  with  the  sand  or  screenings.  One  cubic  yard  of 
sand  or  stone  screenings  will  cover  an  average  of  100  sq  yd  of  oiled  road 
surface. 

OHiag  Earth  Roads,  according  to  Piepmeier  (26),  "  will  not  change  their  type,  and 
it  is  folly  to  expect  anything  like  a  permanent  road  to  result  from  the  continued  use 
of  oil.  Many  have  thought  that  after  the  road  had  been  oiled  for  a  number  of  yean 
the  surface  would  become  saturated  and  no  further  piling  would  be  necessary.  Tax 
payers  should  be  warned  against  such  expectation.  The  writer  has  examined  a  number 
of  streets  and  roads  that  have  been  oiled  annually  for  a  period  of  10  years  and,  while 
it  takes  a  little  less  oil  after  the  road  has  been  oiled  a  few  years,  there  is  no  indication 
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that  such  treatment*  may  be  eliminated  if  the  desired  results  are  to  be  expected. 
There  are  many  earth  roads  that  can  be  effectively  maintained  by  the  intelligent  use 
of  oil  and  the  road  drag.  Besides  being  graded  and  drained,  the  surface  should  be 
smooth,  free  from  dust  and  loose  material,  vegetation,  sod  or  foreign  material  of  any- 
kind.  It  should  then  be  rolled  with  a  heavy  roller  or  tractor,  or  opened  to  traffic 
until  the  entire  surface  that  is  to  be  oiled  is  uniformly  compacted. 

"  The  best  time  to  oil  an  earth  road  is  soon  after  a  light  rain  and  before  the  road 
is  rutted.  However,  the  surface  should  be  sufficiently  dry  to  prevent  the  wheels 
of  the  distributer  from  picking  up  mud.  It  is  much  better  to  oil  on  a  wet^surface 
than  on  one  which  is  covered  with  dust.  One  of  the  best  oiled  roads  was  treated 
four  times  during  the  summer  at  the  rate  of  H  gal  per  sq  yd  per  treatment.  When 
too  much  oil  is  applied  in  one  application,  it  is  not  only  wasted  but  is  often  very  dis- 
agreeable to  traffic.  When  applied  in  small  quantities  at  different  seasons,  the  oil 
retains  its  life,  keeps  down  the  dust  better,  and  makes  a  more  waterproof  surface. 
The  roads  should  be  sanded  after  either  hot  or  cold  oil  has  been  applied.  Clean, 
hard  sand  is  much  better  on  a  road  surface  than  dust  or  road  sweepings.  Sand  may 
be  applied  at  a  rate  of  1  cu  yd  to  each  150  sq  yds  of  road  surface.  The  sand  gives 
an  oiled  surface  more  stability.  It  retains  the  oil,  assists  in  preventing  wear  and 
aids  in  keeping  down  the  dust.  A  light  application  of  sand  is  a  justifiable  expense 
on  a  majority  of  oiled  earth  roads. 

•"  A  light  greasy  paraffin  oil  will  lay  the  dust  for  a  short  period  but  evaporates  readily 
and  aids  very  little  in  preserving  the  surface.  The  light  oils  that  have  a  natural 
asphaltic  base  or  a  semiasphaltic  residue  have  more  lasting  qualities,  as  they  more 
completely  fill  the  pores  of  the  earth  surface  and  readily  shed  the  water  and  prevent 
the  formation  of  dust.  The  best  grade  of  natural  asphaltic  oils  for  earth  roada  will 
vary  from  50  to  65%  in  asphaltic  content,  and  may  ordinarily  be  applied  cold. 
Some  cleaning  is  generally  necessary  prior  to  the  first  application  of  oil  and  this  will 
cost  from  $25  to  $50  per  mile.  Road  oil  can  be  purchased  for  3  to  7  cents  per  gal* 
depending  upon  the  quality.  With  average  conditions  and  with  a  medium  priced  oil, 
the  average  cost  of  oiling  alone  per  application  may  be  from  $200  to  $250  per  mile 
of  road  15  ft  wide." 

The  Cost  of  the  treatment  of  road  surfaces  with  oils,  varies  with  the 
quality  and  quantity  of  the  oil  used  and  with  the  varying  cost  of  trans- 
portation. Road  oils  such  as  are  used  as  dust  palliatives,  delivered  in  tank 
cars  thruout  the  United  States,  will  cost  from  3H  to  4^  cents  per  gal. 
The  cost  per  sq  yd  for  each  treatment  for  the  lighter  oils  will  vary  from 
1%  to  %M  cents. 

Philadelphia  Practice.  Connell  (lib)  states  that  the  material  generally  used  con- 
sists of  asphaltic  road  oil  from  18°  to  28°  B  gravity.  "This  material  is  applied  to 
all  of  the  macadam  roads  that  are  not  in  fit  condition  for  the  first-class  bituminous 
surface  treatment  and  to  all  earth  roads,  and  is  applied  at  the  rate  of  0.2  to  0.25  gal 
per  sq  yd.  On  some  roads,  depending  upon  the  amount  of  traffic  and  whether  or 
not  the  road  is  shaded,  it  is  necessary  to  treat  the  road  in  May  and  treat  it  again  in 
September.  Sueh  roads,  however,  are  the  exceptions.  In  most  cases  this  method 
of  treatment  will  last  for  one  season.  The  roads  as  a  rule  are  not  swept  before  the 
application,  nor  is  any  covering  put  over  this  bituminous  material,  as  it  is  applied 
in  such  small  quantities  that  there  is  scarcely  any  necessity  for  covering.  The  pur- 
pose in  putting  on  this  small  quantity  is  to  insure  its  dWppearing  from  the  road 
before  the  winter  sets  in,  in  order  to  avoid  the  mushy  condition  that  prevails  when 
there  is  too  much  oil  on  the  road  in  this  season  of  the  year/'  Details  of  cost  of 
using  asphaltic  road  oil,  21°  to  23°  B,  in  dust  laying  in  1915  follow:  Square  yards 
treated,  1  167  790;  amount  per  sq  yd,  0.23  gal;  cost  per  application,  including  material 
per  sq  yd,  1.1  cents." 

Methods  and  Cost  of  Oiling  in  Kansas  City,  Mo.  (27).    "Approximately  50  milea 

of  macadam  roadways  are  oiled  twice  a  year  by  the  Park  Board  of  Kansas  City.     The 

oil  used  is  a  residuum  of  Kansas  oils,  which  has  an  average  specific  gravity  of  93  at 

is  «°  C  (60°  F).    The  conditions  for  oiling  are  as  follows:    (1)  Before  oiling,  such 

-  work  as  is  necessary  should  be  done  on  the  roadway,  as  the  oil  forms  a  cushion 

e  patch  and  protects  it  from  raveling;    (2)  the  road  surface  should  be  hard 

in  and  all  loose  material  removed;    (3)  the  road  surface  should  be  dry;    (4) 
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only  one-hall  of  the  roadway  should  be  oiled  at  a  time,  if  for  no  other  reason  than 
a  protection  and  courtesy  to  the  public;  (6)  the  weather  should  be  warm,  with  no 
prospects  of  rain,  as  rain  on  a  freshly  oiled  surface  will  wash  away  much  of  the  oil, 
sometimes  completely  ruining  the  job. 

The  oil  is  distributed  by  steel  tank  wagons,  of  about  600  gal  capacity.  To  the 
back  of  each  wagon  is  attached  a  sheet  iron  trough  into  which  the  oil  is  discharged 
by  three  2-in  valves,  flowing  evenly  upon  the  roadway  thru  small  holes  In  the  bottom 
of  the  trough.  .  The  oil  is  distributed  lightly  from  the  tank  wagon  upon  the  roadway, 
and  the  tank  Is  immediately  followed  by  the  rotary  street  broom,  which  spreads  the 
ofl  over  the  surface  in  a  thin  even  coat.  Two  to  four  men  with  hand  brooms  are 
necessary  to  keep  oil  from  running  into  gutters,  and  to  spread  oil  on  uneven  places 
in  the  roadway,  and  at  intersections  with  streets.  The  oiled  surface  is  then  covered 
with  a  thin  coat  of  limestone  dust,  the  finest  product  of  the  crusher.  This  is  spread 
from  the  rear  of  an  ordinary  wagon  by  two  men  working  from  the  ground  with  No.  2 
scoop  shovels. 

Detailed  Cost  of  One  Application  of  Oil  on  Benton  Boulevard, 

luuuas  City,  Mo. 


Foreman,  at  $2.50  per  day 

Man,  hr  on  brooms,  at  $0.25 

Man,  hr  spreading  dust,  at  $0.25. . 

Man,  hr  oil  wagons,  at  $0.25 

Man,  hr  extra  water,  etc,  at  $0.25. 

Team,  hr  on  dust,  at  $0.50 

Team,  hr  on  broom,  at  $0.50 

Team,  hr  oil  wagons,  at  $0.50 

Cost  of  delays 

03,  at  $0,026  per  gal 

Dust,  at  $0.30  per  cu  yd 


55  OIOSqYd 


19  ?4 

58^ 
89  H 

19  W 
28  4 

77 

31 

8690* 
64f 


$0.00026 
0.00011 
0.00040 
.00009 
.00011 
.00070 
.C0019, 
0.C0O29 
0.00005 
0.00163 
0.00029 


0 
0 
0 
0 


$0.00412' 


•Gal     fCuYd 


8.    Light  Tars 


Certain  light  tars  are  suitable  for  use  as  dust  palliatives,  under  the  same 
general  conditions  and  on  the  same  types  of  road  surfaces  as  asphaltic  oils. 
These  tars  are  obtained  from  coal  and  petroleum  in  the  manufacture  of 
illuminating  gas  and  coke  by  the  process  of  destructive  distillation.  They 
are  of  two  kinds,  generally  known  as  coal  tars  and  water-gas  tars.  The 
coal  tars  include  gas-house  tars  and  coke-oven  tars.  Various  forms  of 
tars  are  used  in  road  work,  such  as  crude  tars,  dehydrated  tars,  refined 
tars,  cut-back  tars  and  various  mixtures  of  any  of  these.  Only  such 
as  may  be  applied  to  the  road  cold  are  generally  considered  as  dust  pallia- 
tives, altho  some  of  the  lighter  forms  of  those  which  require  heating  for 
application  accomplish  the  same  purpose  of  rendering  the  road  surface 
dustiess,  with  the  added  benefits  of  road  preservation.  Altho  the  first 
cost  of  the  heavier  material  is  slightly  more,  on  account  of  its  greater  dur- 
ability it  is  often  fully  as  economical  in  the  end  and  sometimes  more  so. 
The  advisability  of  using  either  the  cold  application  or  the  hot  application 
materials  depends,  as  with  other  materials,  upon  the  condition  of  the  sur- 
face and  the  kind  and  amount  of  traffic.  Generally  the  heavier  grades 
of  tars  are  unsuited  for  treatment  of  gravel  surfaced  or  earth  roads,  ur' 
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the  gravel  is  particularly  clean  and  free  from  clay  and  fine  dusty  material. 
They  are  best  suited  to  the  treatment  of  broken  stone  road  surfaces. 

Crude  Tan  generally  give  the  least  satisfactory,  and  in  some  cases  un- 
satisfactory results,  on  account  of  the  presence  of  water  and  disagreeable 
odors,  and  lack  of  uniform  quality.  Dehydrated  tars,  from  which  all 
water,  ammonia  compounds  and  some  of  the  light  oils  have  been  removed, 
are  sometimes  used  as  dust  palliatives  with  satisfactory  .results.  This 
form  of  tar  may  be  obtained  of  such  consistency  that  it  may  be'  used  for 
cold  applications.  Refined  tars  are  generally  considered  best  for  all  classes 
of  highway  work  including  dust  laying,  but  most  of  the  refined  tars  are 
of  such  consistency  as  to  require  heating  for  application  to  the  road,  and 
therefore  are  not  considered  as  dust  palliatives.  However,  as  stated 
before,  when  used  for  road  treatments,  they  serve  this  purpose  as  well  as 
that  of  a  road  binder,  for  which  they  are  used  extensively.  Tars  which 
have  been  refined  .to  the  consistency  of  pitch  are  sometimes  cut  back  with 
tar  distillates  to  the  desired  consistency  for  dust  palliatives.  This  form 
of  tar,  if  prepared  especially  for  highway  work  with  proper  cut-back  ma- 
terial, sometimes  gives  good  results,  altho  it  is  not  recommended  by  all 
authorities.  The  blending  of  various  tars  often  produces  a  grade  of  tar 
which  is  much  better  for  highway  work  than  any  one  alone.  By  this 
method  the  proportion  of  the  most  desirable  constituents  may  be  increased 
and  that  of  the  least  desirable,  decreased  so  that  the  resulting  product 
gives  excellent  results.  "Some  of  the  commercial  products  which  are  on 
the  market  are  of  this  form,  and  are  used  to  a  considerable  extent. 

Specifications  for  Light  Tars.  Tars  which  meet  the  following  specifi- 
cations are  suitable  for  use  as  dust  palliatives,  for  cold  application: 

Specific  gravity  at  25°  C  (77°  F) 1.05  to  1.18. 

Free  carbon 2  to  15  %, 

Vlacoaity,  Engler,  100  cu  cm  at  60°  C  (140°  F)..  not  over  125  sec, 
Distillation  by  weight. 

Up  to  170°  C not  over    6%, 

Up  to  285°  C not  over  18%, 

Up  to  270°  C not  over  80%, 

Up  to  800°  C not  over  40%. 

The  lighter  form  of  tan  which  may  be  used  as  dust  palliatives  by  the  hot  appli- 
cation method  should  meet  the  following  specifications: 

Specific  gravity  at  25°  C  (77°  F) not  less  than  1.19, 

Free  carbon 10  to  25%, 

Float  test  at  100°  C  (212°  F) 18  to  80  sec, 

Distillation  by  weight, 

Up  to  170°  C not  over    1  %, 

Up  to  286°  C not  over  10%, 

Up  to  270°  C not  over  16%, 

Up  to  800°  C not  over  20%. 

The  Application  of  Tars  to  road  surfaces  as  dust  palliatives  should  be 
by  pressure  sprayers,  as  this  method  is  the  most  effective  and  economical. 
In  the  use  of  tars  it  is  most  essential  that  the  surface  shall  be  thoroly  cleaned 
of  all  loose  or  matted  dust  or  dirt.  Sweeping  is  not  always  effective  in 
removing  all  dust  particles  and,  as  in  the  use  of  asphaltic  oils,  the  road 
surface  is  in  the  best  condition  for  the  application  of  tar  soon  after  a  heavy 
rain.  It  must,  however,  be  dry  and  warm  at  the  time  of  application. 
Whenever  tars  are  used  they  must  be  covered  with  sand  or  stono  screenings 
before  traffic  is  allowed  to  go  upon  them.  A  period  of  from  5  to  10  hr 
iDse  after  the  application  of  the  material  on  first  treatments 
covered.     On  subsequent  treatments  it  may  be  covered  imme- 
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diately  alter  application.  With  the  cold  application  of  the  lighter  material 
from  K  to  )i  gal  per  sq  yd  is  used  and  one  treatment  is  usually  effective 
for  about  1  year. 

Cost.  The  cost  of  treatments  with  tars  depends  upon  the  grades  of 
tar  used  and  the  proximity  of  the  work  to  the  plant  where  it  is  produced. 
Within  a  distance  of  from.  10  to  15  miles  of  large  cities,  where  gas  plants  are 
usually  located,  it  can  be  obtained  delivered  in  tank  wagons,  either  horse- 
drawn  or  motor-driven,  from  which  it  can  be  directly  applied  to  the  road 
surface.  The  cost  of  the  light  tars  at  the  plant  is  about  5>£  cents  per  gal. 
The  cost  of  delivery  within  a  radius  of  10  miles  of  the  plant  varies  from 
H  to  1  cent  per  gal  and  the  cost  of  application  by  pressure  sprayer  is  about 
Yl  cent.  If  it  is  necessary  to  ship  by  tank  cars  the  cost  is  increased  by 
the  freight  charges  and  the  expense  of  handling  from  the  cars  to  the  dis- 
tributing wagon.  The  cost  of  covering  with  sand  or  stone  screenings 
varies  from  1  to  2  cents  per  sq  yd. 

9.    Miscellaneous  Materials 

Patented  Compounds  made  from  waste  by-products  from  various  indus- 
tries are  used  to  some  extent  as  dust  palliatives.  Vegetable  oils,  animal 
oils  and  fats,  sulphite  liquors  and  molasses  residues  have  been  used  in 
these  compounds  and  have  given  varying  results  as  temporary  dust  layers 
only. 

Vegetable  Oils,  Animal  Oils  and  Fats  contain  no  binding  properties,  and 
if  used  alone  act  in  the  same  manner  as  water,  merely  laying  the  dust  by 
wetting  the  particles,  but  being  less  volatile  than  water  have  a  more  lasting 
effect.  They  are  usually  combined  with  an  alkali  to  form  a  soap  to  be  used 
for  emulsifying  mineral  oils  to  form  concentrated  emulsions.  These  products 
are  sold  under  trade  names  in  various  sections  of  the  world. 

Waste  Sulphite  Liquor,  which  is  produced  from  the  manufacture  of 
wood  pulp  by  the  sulphite  process,  is  a  by-product  of  no  value  and  has 
been  allowed  to  run  to  waste  in  nearby  streams.  In  the  crude  state  it 
has  little  binding  value,  but  in  concentrated  form  it  exhibits  this  char- 
acteristic to  a  considerable  extent.  It  is  soluble  in  water  and  therefore 
its  effects  as  a  binder  in  road  work  are  rapidly  diminished  by  rains.  The 
addition  of  small  percentages  of  semiasphaltic  oil  tends  to  increase  its 
lasting  effect  by  making  it  waterproof.  Patented  preparations  of  waste 
sulphite  liquor  are  on  the  market  for  use  as  dust  layers  and  road  binders. 
One  of  these,  sold  under  the  trade  name  of  G lutein,  has  been  used  to 
a  considerable  extent.  It  is  claimed  for  this  material  that  it  contains 
the  weak  acids  that  are  in  the  sap  of  the  tree  and  which  are  capable  of 
dissolving  silica  or  stone;  when  it  is  placed  on  the  roadway  and  comes 
in  contact  with  the  stones,  these  acids  attack  that  portion  of  the  stones 
composed  of  silica,  dissolves  it  and  forms,  when  it  becomes  dry,  a  bond 
which  is  insoluble  in  water  and  proof  against  changes  in  temperature. 
Particularly  good  results  are  claimed  for  this  material  on  roads  built  of 
limestone,  clayey  gravel  or  red  shale.  In  the  use  of  Glutrin  as  a  dust 
layer  it  is  applied  to  the  road  surface  with  the  ordinary  watering  carts. 
It  is  purchased  in  concentrated  form  and  is  mixed  in  the  proportion  of 
from  25  to  60  gal  of  the  material  to  about  500  gal  of  water.  It  is  then 
sprinkled  on  the  road  in  such  quantities  as  for  ordinary  dust  laying  with 
water.  The  treatment  is  repeated  after  a  few  weeks  and  the  in**»*™l 
between  each  subsequent  treatment  .should  increase  considerably,  at 
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two  or  three  applications  the  road  becomes  impregnated  with  the  material 
and  a  bond  is  formed  which  produces  a  hard  surface  which  will  be  dust- 
less  for  a  considerable  period.  The  number  of  treatments  required  for  a 
season  depends  to  a  large  extent  on  traffic  conditions.  This  material  in 
concentrated  form  costs  from  12  to  15  cents  per  gal  f.  o.  b.  destination. 

Molasses  Residues,  which  are  by-products  from  the  manufacture  of 
sugar,  have  been  used  to  a  limited  extent  as  a  dust  palliative  in  localities 
near  the  sugar  refineries,  generally  for  experimental  purposes.  Being  sol- 
uble in  water,  they  are  of  little  value  unless  waterproofed.  Experiments 
have  been  made  with  a  mixture  of  molasses,  lime  and  oil.  This  molasses 
residue  is  of  some  value  for  other  purposes  and  it  is  little  used  in  road  work. 
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GENERAL  DATA 
1.    Classification 

General  Description.  Bituminous  surfaces  are  used  on  earth,  broken 
stone  and  gravel  roads,  on  bituminous  and  cement-concrete  pavements,  and 
to  a  certain  extent  on  brick  and  wood  block  pavements.  In  this  section 
there  will  be  considered  primarily  methods  of  constructing  and  maintaining 
bituminous  surfaces  on  broken  stone  and  gravel  roads,  while  bituminous 
surfaces  on  earth  roads,  bituminous  macadam  pavements,  bituminous 
concrete  pavements,  asphalt  block  pavements,  cement-concrete  pavements, 
brick  and  wood  block  pavements  will  be  treated  in  the  sections  devoted 
to  the  several  types  of  roadway  surfacings. 

Distinction  Between  Treatments  with  Palliatives,  and  Bituminous  Sur- 
faces. As  oils  and  tars  are  used  in  the  construction  of  bituminous  surfaces 
and  are  likewise  referred  to  in  Sect.  13  covering  dust  prevention  by  the  use  of 
palliatives,  the  distinction  between  treatments  with  palliatives  and  the 
construction  of  bituminous  surfaces  should  be  noted.  Palliatives  are 
materials  which  mitigate  or  abate  the  dust  nuisance,  while  bituminous 
surfaces  consist  of  superficial  coats  of  bituminous  materials  with  or  without 
the  addition  of  stone  or  slag  chips,  gravel,  sand  or  materials  of  a  similar 
character.  It  is  evident,  therefore,  that  the  reapplication  of  oils  and  tars 
when  used  as  palliatives  may  result  in  the  formation  of  bituminous  surfaces. 
Hence,  the  line  of  distinction  between  treatments  with  palliatives  and  the 
construction  of  bituminous  surfaces  is  not  clearly  defined.     The  methods 
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of  construction  usually  considered  under  the  heading  of  bituminous  sur- 
faces are  confined  to  those  methods  which  ordinarily  result  in  a  bituminout 
surface,  efficacious  for  6  months  to  2  yean. 

Classification  of  Bituminous  Surfaces.  Bituminous  surfaces  may  fcx 
considered  as  divided  into  two  classes.  The  first  class  consists  of  thin 
superficial  coats  of  bituminous  material  with  or  without  the  addition  oj 
such  materials  as  stone  chips,  fine  gravel  or  sand.  When  this  type  of 
bituminous  surface  has  been  under  traffic  for  from  1  to  2  years,  the  road 
metal,  or  other  material  composing  the  wearing  course,  is  exposed.  The 
second  class  consists  of  coats  of  bituminous  material  of  appreciable  thickness, 
usually  over  >£  in,  and  are  formed  by  the  application  of  one  or  more  treat- 
ments of  bituminous  material  with  sand,  gravel  or  stone  chips  added 
Surfaces  of  this  class  are  known  as  bituminous  carpets  or  blankets.  They 
rarely  wear  down  uniformly  to  the  wearing  course  and  hence  usually  in- 
crease unevenly  in  thickness  by  retreatments. 

2.    Historical  Development 

Development  in  Europe.  As  early  as  1871,  Francou  of  Auch,  France, 
actually  employed  tar  as  a  surface  treatment  in  a  few  trials.  His  method 
was  to  spread  the  unheated  tar  on  the  surface  and  then  set  fire  to  it  in  ordei 
to  harden  the  surface.  Christophle  in  1880  used  tar  on  a  road  at  Sainl 
Foy,  and  in  1888  another  experiment  was  tried  with  this  material  at  Saint 
Gaudens  by  Lavique.  In  1896,  Girardeau  conceived  the  idea  of  applying 
hot  tar  to  a  road  surface  by  observing  the  better  results  obtained  when  I 
cold  tar  application  was  acted  upon  by  the  heat  of  the  sun.  It  was  not 
until  1901,  however,  that  systematic  experiments  were  carried  out.  Sucli 
experiments  were  started  by  Dr.  Guglielminetti  at  Monte  Carlo,  Geneva 
and  Nice,  using  coal  tar  and  brushing  the  same  into  the  road  surface.  Id 
1902  trials  were  carried  out  at  Champigny  by  the  engineers  of  the  Depart- 
ment of  Roads  and  Bridges  of  France.  In  the  1908  report  on  these  trials, 
the  French  engineers  formulated  all  of  the  basic  principles  of  superficial 
tarring. 

Development  in  the  United  States.  Dust  suppression  was  the  maio 
cause  of  the  rapid  development  of  the  method  of  surface  treatment.  While 
in  Europe  it  led  to  superficial  tarring,  in  the  United  States,  the  first  trial* 
of  this  method  were  made  with  light  oils.  Oil  was  used  for  this  purpose 
in  1894  at  Santa  Barbara,  California.  Further  trials  were  made  in  1898 
and  oils  were  used  to  a  very  slight  extent  in  different  parts  of  the  country 
up  to  1905.  A  few  similar  trials  were  made  in  Europe  with  indifferenl 
success.  After  1905  the  use  of  oils  as  a  dust  palliative  rapidly  increased 
in  the  United  States.  As  a  general  rule  they  were  light  in  character  and 
could  be  applied  cold.  Tar  was  first  used  for  a  surface  treatment  in  1894 
in  Montclair,  N.  J.  It  was  not  until  1905,  however,  that  tar  surface  treat- 
ment's were  used  again.  After  1906,  the  use  of  both  oil  and  tar  surface 
treatments  increased  at  a  rapid  rate. 

3.    Characteristics 

General  Considerations.    A  properly  constructed  bituminous  surface  on 

a  broken  stone  or  gravel  road  is  impervious  and  is  easily  cleaned.     H 

increases  the  durability  of  the  road,  yields  no  dust  due  to  abrasion  of  the 

^adway  surface,  and  enables  the  crown  to  be  reduced.     The  lowering  ol 

ioMve  resistance  and  the  character  of  foothold  will  depend  upon  the  kind 
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and  amount  of  the  bituminous  material  used  and  the  grade  of  the  road. 
When  asphaltic  materials  are  used  the  noise  caused  by  horse-drawn  vehicles 
m  comparable  to  that  characteristic  of  wood  block  pavements  subjected 
to  the  same  kind  of  traffic,  while  bituminous  surfaces  constructed  with  a  thin 
coat  of  tar  give  forth  more  noise;  in  some  cases,  comparable  to  that  emanat- 
ing from  the  impact  of  horse-drawn  vehicle  traffic  on  sheet-asphalt  pave- 
ments. It  is  self-evident  that  the  various  types  of  bituminous  surfaces  are 
adaptable  to  many  conditions,  hence  complete  preliminary  investigations 
are  requisite  before  the  kind  of  material  and  the  details  of  the  method  of 
construction  are  adopted.  Bituminous  carpets  and  thin  bituminous  sur- 
faces are  particularly  adaptable  to  passenger  motor  vehicle  traffic,  and  hence 
usually  will  give  the  maximum  return  on  the  investment  when  the  roadway 
is  subjected  to  this  class  of  traffic. 

Limitations  of  Use  of  Bituminous  Carpets.  Dean  (27)  states  that  "It  has  been 
demonstrated  that  a  tar  carpet  will  carry  economically  100  automobiles  per  day  per 
ft  in  width  of  roadway,  together  with  a  horse-drawn  traffic  of  15  vehicles  per  day  per  ft 
m  width  of  roadway.  A  tar  blanket  is  not  suitable  and  should  never  be  used  to  sustain 
heavy  horse-drawn  traffic*  but  is  suitable  and  economical  in  carrying  automobile 
traffic.  Failures  that  have  occurred  with  a  heavy  asphaltic  oil  carpet  have  occurred 
where  the  ratio  of  the  number  of  automobiles  to  the  number  of  horse-drawn  vehicles 
was  not  any  greater  than  two  to  one,  and  if  the  horse-drawn  vehicles  are  of  the 
heavy  two-horse  type,  with  narrow  tires,  no  amount  of  automobile  traffic  appears  to 
be  sufficient  to  counterbalance  the  destructive  effect  of  15  heavy  horse-drawn  vehicles 
per  ft  in  width  per  day." 

ffmtmAim*  Experience  with  Oil  Carpets,  according  to  McLean  (41),  is  as  follows: 
"An  early  tendency  in  the  use  of  asphaltic  oils  for  dust  prevention  was  to  seek  a  carpet 
eaat  of  K  to  H  in  in  thickness,  made  up  of  successive  layers  of  oil  and  stone  chips  or 
travel.  It  was  believed  that  a  heavy  bituminous  .covering  might  thus  be  cheaply 
built  up.  This  process  has  been  found  impracticable,  however,  as  a  thick  covering 
has  a  tendency  to  pit  or  to  roll,  forming  a  wavy,  uneven  road  surface.  Practice  now 
tends  to  the  use  of  such  a  grade  of  asphaltic  oU  as  will  produce^  thin,  tough  film  of 
asphaltic  coating  rather  than  the  thicker  coat  of  bitumen  and  gravel." 

Slipperiness  of  Tar  Surfaces.  Some  objection  has  been  raised  in  Eng- 
land to  superficially  tar-coated  roads,  due  to  alleged  slipperiness.  With- 
out doubt  much  slipperiness  is  due  to  a  smooth  coat  of  tar,  the  ideal  mosaic 
surface  of  tar  and  stones  not  being  secured.  Heavy  traffic  and  late  tarring 
contribute  to  greasiness  of  a  road  with  consequent  slipperiness,  since  tar 
applied  late  in  the  year  and  subjected  to  heavy  traffic  works  up  into  an 
emulsion  more  readily  than  tar  which  was  applied  at  the  beginning  of  the 
season  and  has  set  hard  by  winter. 

A  British  Report- (55)  on  this  subject  is  as  follows:  "It  appears  to  be  generally 
agreed  that  any  impervious  surface  must  be  somewhat  slippery  and  greasy  at  times 
of  hoar  frost,  light  rains  and  general  humidity.  The  general  practice  is  to  cleanse 
the  surface  as  frequently  as  necessary  by  either  washing  or  brushing,  and  to  sprinkle 
sharp  sand*  fine  granite  chippings,  or  other  similar  material  sparingly  over  it.  In 
many  cases  where  surface  tarring  is  adopted  on  country  roads  it  is  the  practice  to 
avoid  tarring  steep  hills." 

Effect  of  Use  of  Bituminous  Materials  on  Public  Health,  Fish  Life  and 
Vegetation.  There  is  no  danger  of  pollution  of  fish  streams  if  proper 
precautions  are  taken  during  the  treatment  of  a  road  and  if  refined  tar 
is  employed.  It  has  been  shown  that  if  crude  tars,  having  considerable 
ammoniacal  liquor,  are  used  in  a  manner  which  will  permit  of  portions  of 
the  tar  being  washed  into  the  stream,  it  will  result  in  killing  certain  kinds 
of  fish,  trout  being  especially  susceptible.  The  opinion  has  been  expressed 
by  many  that  superficial  tarring  does  not  injure  vegetation  except  from 
the  possible  prevention  of  the  percolation  of  water  thru  the  road  surface 
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to  the  roots  of  trees.  Altho  certain  horticulturists  in  France  have  claimed 
that  tarred  dust  injures  vegetation,  proof  of  this  assertion  has  not  been 
presented. 

Report  of  British  Engineers  (66)  to  8rd  Int.  Road  Cong.:  "Hygienicmlly  tan 
and  bituminous  compounds  have  the  advantage  of  producing  per  ae  very  little 
dust  or  mud,  but  on  the  other  hand  the  non-absorbent  surface  which  they  afford 
leaves  the  organic  dust  resulting  from  horse-droppings,  vegetable  debris,  etc,  free  play 
in  cases  where  such  matter  is  not  frequently  flushed  off  the  road  surface.  Tar  has 
disinfecting  and  germicidal  properties  which  are  hygienically  in  its  favor  as  a  surfacing 
for  roads.  Conclusive  evidence  of  any  injury  to  vegetation  from  roads  surfaced  with 
either  coal  tar,  pitch,  or  asphalte  appears  wanting.  The  surface  washings  from  roads 
surfaced  with  coal  tar  may  be  polluted  to  an  extent  which  will  render  them  injurious 
to  fish  life  unless  the  washings  are  sufficiently  diluted  with  other  water.  The  injurious 
character  of  the  pollution  is  affected  by  the  quality  of  tar  used:  The  most  injurious 
constituents  of  the  tar  being,  in  order,  ammonia  and  its  compounds,  light  oils,  and 
phenols.  Hence  tar  for  use  on  roads  in  the  neighborhood  of  fishing  waters  is  required  to 
be  as  nearly  free  as  is  practicable  from  these  bodies.  Surface  washings  from  roads  coated 
with  a  properly  prepared  or  refined  coal  tar  are  believed  to  be  absolutely  harmless  to  fish 
life  if  diluted  with  20  times  their  volume  of  other  water  of  unobjectionable  quality." 

Conclusion  Adopted  by  3rd  Int.  Road  Cong.  "  Sufficient  information  is  now  available 
to  enable  engineers  to  select  and  specify  bituminous  binders  which  will  have  no  prej- 
udicial effect  upon  public  health,  fish  life,  or  vegetation;  but  which,  on  the  contrary, 
will  conduce  to  conditions  of  considerable  hygienic  advantage. 


»# 


BITUMINOUS  MATERIALS 

4.    Bituminous  Materials 

The  different  kinds  of  bituminous  materials  used  are  asphaltic  oils, 
cut-back  asphalts,  crude  and  refined  water-gas  tars,  crude  and  refined 
coal-gas  tars,  combinations  of  refined  tars,  and  combinations  of  refined 
tars  and  asphalts.  There  has  been  noted  a  growing  objection  to  the  use  of 
materials,  for  the  construction  of  bituminous  surfaces,  which  require  from 
2  to  6  weeks  to  set  up  to  such  an  extent  that  tracking  will  not  occur. 
Materials,  which  have  given  satisfactory  results  from  this  standpoint,  are 
refined  coal  tars  and  water-gas  tars,  cut-back  asphalts,  and  combinations 
of  asphaltic  materials  and  refined  tars.  Within  24  to  48  hr,  thin  bituminous 
surfaces  constructed  with  the  foregoing  materials,  using  from  }£  to  )4  gal 
per  sq  yd  and  a  thin  covering  of  stone  chips,  have  set  up  so  that  no  tracking 
is  noticeable.  For  the  construction  of  carpets  on  broken  stone  and  gravel 
roads,  both  asphaltic  oils  and  tars  are  used. 

Report  of  Advisory  Board  on  Highways,  N.  Y.  State  Dept.  of  Efficiency  and 
Economy  (19),  on  use  of  fluid  petroleum  products  for  surface' treatments.  "The 
reasons  for  condemning  these  specifications  (N.  Y.  Highway  Comm.  1913  specifications 
for  cold  oil  and  hot  oil)  are  based  upon  knowledge  of  materials  having  similar  physical 
and  chemical  properties  and  the  use  of  such  materials  in  the  manner  specified.  These 
reasons  are  as  follows:  (1)  Oils  which  meet  these  specifications  require  considerable 
time  in  which  to  set  up,  when  used  in  the  manner  specified;  (2)  all  petroleum  products, 
while  in  a  fluid  state,  act  to  a  certain  extent  as  lubricants,  when  used  as  specified; 
(8)  it  is  therefore  evident  that  more  or  less  movement  of  the  road  surface  will  take 
place  under  traffic  during  the  setting-up  period;  (4)  the  bituminous  mats  or  carpets 
formed  invariably  become  wavy  and  full  of  humps  and  ruts  under  heavy  traffic;  (5)  due 
to  the  character  of  the  resulting  surface  further  maintenance  is  rendered  difficult  and 
costly;  (6)  prior  to  retreatment  of  roads  thus  repaired,  it  is  often  necessary  to  remove 
considerable  portions  of  the  bituminous  mats  with  picks  and  shovels  or  with  scarifiers. 
The  above  conclusions  are  in  accordance  with  the  results  of  our  investigations  of  many 
*»f  highways  treated  as  described  under  substantially  the  same  specifications," 
Jes  16c)  states  that  "  The  heavy  tars  and  asphaltic  oils  are  suitable,  as  surface 
ins,  when  the  traffic  is  mainly  automobiles,  and  give  excellent  results.    Such, 
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at  least,  has  been  the  experience  on  the  main  state  highways  in  New  England.  When, 
however,  to  the  automobile  traffic  is  added  a  considerable  amount  of  steel-tire  traffic, 
the  conditions  change;  and  if ,  as  is  the  case  in  the  centers  of  towns  and  in  the  suburban 
districts  of  cities,  the  steel-tire  traffic  predominates,  heavy  bituminous  surfaces  are 
often  failures.  During  the  first  rainy  period,  the  steel-tire  traffic  and  the  horses'  calks 
will  probably  cut  up  the  surface,  let  the  water  into  it,  emulsify  the  bitumen,  and  pro- 
dace  a  very  disagreeable  bituminous  mud.  For  such  traffic  conditions,  the  thinnest 
possible  treatments  will  give  the  best  results.  This  is  true  of  both  tars  and  oils.  In 
choosing  the  bituminous  material  for  a  surface  which  will  have  to  be  renewed  often, 
care  must  be  taken  to  select  a  material  which  will  allow  the  application  of  repeated 
layers.  On  a  number  of  roads  the  material  gave  good  results  on  the  first  treatment, 
but  further  treatments  added  from  year  to  year  have  produced  a  rolling  and  easily 
moved  surface,  due  to  the  formation  of  a  thick,  plastic  blanket." 

Sources,  Manufacture,  Physical  and  Chemical  Properties,  Tests,  Trans- 
portation, Storage  and  Inspection  of  Bituminous  Materials.    See  Sect.  12. 

5.    Specifications  for  Bituminous  Materials 

Forms  of  Specifications  for  bituminous  materials,  as  follows,  were  adopted 
at  the  first  conference  of  State  Highway  Testing  Engineers  and  Chemists, 
held  at  the  U.  S.  O.  P.  R.  in  Feb.,  1917,  (67b). 

M  Specification  for  Tars  for  Cold  Application. 

"  General.    The  tar  shall  be  homogeneous. 

"  Physical  and  Chemical  Properties.    It  shall  meet  the  following  requirements: 

1.  Specific  gravity  26°/25°  C  (77°/77°  P)    to 

2.  Specific  viscosity  at  * °  C  ( °  F)  . . .  v to 

3.  Total  distillate  by  weight: 

to  170°  C  (8S8°  F)   not  more  than %, 

to  235°  C  (466°  F)   not  more  than %, 

to  270°  C  (518°  F)   not  more  than %, 

to  300°  C  (672°  F)   not  more  than %. 

Melting  point  of  residue °  C  ( °  F)  to °  C  ( °  F). 

4.  Total  bitumen,  soluble  in  carbon  disulphide, %  to %. 

"  Methods  op  Testing.    Tests  of  the  physical  and  chemical  properties  of  the  tar 

shall  be  made  in  accordance  with  the  methods  described,  or  referred  to,  on  page 

of  these  specifications,  Tests  Nos 

"Notes.  1.  In  some  instances  it  may  be  desirable  to  insert  a  specific  gravity  of 
distillate  requirement  after  the  melting  point  requirement,  m  which  case  the  wording 

should  be:     Specific  gravity  of  total  distillate  26°/25°  C   (77°/77°  F) 

to 

2.  In  some  instances  it  may  be  considered  desirable  to  insert  a  requirement  for 
solubility  in  dimethyl  sulphate  of  one  or  more  fractions  of  the  distillate.     In  such 

cases  insert  as  follows:    Solubility  in  dimethyl  sulphate  of  distillate  from   °  C 

(....9P)  to  ....°C(....°F) %  to %." 

"  Specification  for  Refined  Tars  for  Hot  Application. 

"  General.    The  refined  tar  shall  be  homogeneous  and  free  from  water. 

"  Physical  and  Chemical  Properties.    It  shall  meet  the  following  requirements: 

1.  Specific  gravity  25°/26°  C  (77°/77°  F)   to 

2.  Float  test  at  t °  C  ( °  F) sec  to sec 

3.  Total  distillate  by  weight: 

to  170°  C  (338°  F)   not  more  than %, 

to  285°  C  (456°  F)   not  more  than %, 

to  270°  C  (518°  F)   not  more  than %, 

to  300°  C  (572°  F)    not  more  than %. 

Melting  point  of  residue °  C  ( °  F)  to °  C  ( °  F). 

4.  Total  bitumen,  soluble  in  carbon  disulphide, %  to %. 

♦It  is  recommended  that  the  viscosity  determination  be  made  at  25°  C  (77°  F)  or 
40°  C  (104°  F),  according  to  the  nature  of  the  product  desired. 

fit  is  recommended  that  the  float  test  be  made  at  32°  C  (90°  F)  or  60°  C  (122°  F), 
according  to  the  nature  of  the  product  desired. 


772  Bituminous  Surfaces  Sect  14 

"Methods  of  Tiring.  (Same  as  under  Specification  for  Tan  for  CoW 
Application.) 

"  Notes.  (Same  as  under  Specification  for  Tare  for  Cold  Application,  with  the 
following  addition.) 

In  some  instances  it  may  be  desirable  to  specify  the  specific  viscosity  of  the 
material  at  the  temperature  applied.  In  such  cases  insert  as  follows:  Specific  vis- 
cosity . . . .°  C  (. . . .°  P) to " 

"  Specification  for  Road  Oils  for  Cold  Application. 

"  General.    The  road  oil  shall  be  homogeneous  and  free  from  water. 

"Physical  and  Chemical  Properties,    It  shall  meet  the  following  requirements: 

1.  Specific  gravity  25°/25°C  (77°  /77°P) to 

2.  Flashpoint not  less  than °C  ( •  F),  or  * °C  ( •  F) 

to °C  ( °F). 

3.  Specific  viscosity  at f  C( °F) to 

4.  Loss  at  168°  C  (826°  F),  6  hr, not  over %»or* to %. 

X  Float  test  of  residue  at  60°  C  (122°  F) sec  to sec 

6.  Total  bitumen,  soluble  in  carbon  disulphide,  not  less  than %. 

6.  Percent  of  total  bitumen  insoluble  in  86°  B  naphtha %  to %. 

"Methods  op  Testing.  Tests  of  the  physical  and  chemical  properties  of  the  road 
oil  shall  be  made  in  accordance  with  the  methods  described,  or  referred  to,  on  page 
of  these  specifications,  Tests  Nos. 

"  Notes.  1.  In  some  instances  it  may  be  considered  desirable  to  include  a  require- 
ment for  loss  at  106°  C  (221°  F),  in  which  case  the  wording  should  be:  Loss  at  105°  C 
(221°  F),  5  hr, not  less  than %. 

2.  In  some  instances  it  may  be  considered  desirable  to  include  a  requirement  for 

the  percentage  of  residue  of * . .  penetration,  in  which  case  the  wording  should 

be:    Percentage  of  residue  of penetration %  to %. 

3.  In  certain  cases  the  inclusion  of  all  the  tests  listed  or  noted  may  not  be  desirable, 
but  it  is  necessary  to  use  certain  combinations  of  the  tests  in  order  to  secure  a  material 
suitable  for  a  specified  purpose." 

"Specification  for  Road  Oils  for  Hot  Application. 

"General.    The  road  oil  shall  be  homogeneous,  free  from  water,  and  shall  not 

foam  when  heated  to •  C  ( °  F). 

"  Physical  and  Chemical  Properties.    It  shall  meet  the  following  requirements: 

1.  Specific  gravity  2B°/26°C  (77° /77°F)  to 

2.  Flash  point not  less  . . . .°  C  (. . . .°  F)  *or •  C  (. . . .°  F)  to 

°  C  (        °  F). 

3.  Specific  viscosity  at  100°  C  (212°  F) to 

4.  Float  test  at 1t°  C  ( °  F) sec  to sec 

6.  Loss  at  168°  C  (826°  F).  6  hr, not  over %  *or %  to 

%• 

Float  test  of  residue  at  60°  C  (122°  F) sec  to sec  (or  penetration 

of  residue  at  26°  C  (77°  F),  100  g,  6  sec, to ). 

6.  Total  bitumen,  soluble  in  carbon  disulphide,  not  less  than %. 

7.  Percent  of  total  bitumen  insoluble  in  86°  B  naphtha %  to %. 

"  Methods  op  Testing.  (Same  as  under  Specification  for  Road  'Oils  for  Cold 
Application.) 

"  Notes.  (Same  as  Notes  2  and  8  under  Specification  for  Road  Oils  for  Cold 
Application.) 

Specifications.  The  following  specifications  are  given  as  guides  and 
illustrations  of  practice  in  America  and  Great  Britain.  Satisfactory  speci- 
fications covering  bituminous  materials  for  surface  treatments  must  be 


♦In  cases  where  the  presence  of  a  volatile  or  light  flux  is  desired,  the  second  form 
of  the  flash  point  requirement  and  of  the  loss  at  163°  C  requirement  should  be  used;  in 
all  other  cases  the  first  form  of  requirement  is  applicable. 

tit  ia  recommended  that  the  viscosity  determination  be  made  at  25°  C  (77°  F)  or 
40°  C  (104°  F),  according  to  the  nature  of  the  product  desired. 

tin  case  the  oil  is  to  be  used  as  a  dust  layer  only,  this  requirement  is  to  be  omitted, 
-wvmmended  that  the  float  test  be  made  at  32°  C  (90°  F)  or  60°  C  (122°  F), 
the  nature  of  the  product  desired. 
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based  upon  such  local  factors,  as  method  of  use,  type  and  condition  of 
roadway  surface,  climatic  conditions,  etc,  and  upon  sources  of  supply  and 
methods  of  manufacture  of  the  bituminous  materials.  In  order  to  obtain 
suitable  bituminous  materials  at  the  lowest  possible  cost,  it  is  necessary 
in  some  cases,  to  modify  specifications  from  year  to  year.  Again,  develop- 
ments in  the  art  and  science  of  the  testing  and  use  of  bituminous  materials 
often  call  for  changes  in  specifications. 

U.  S.  O.  P.  R.  1918.  Specifications  for  Tax  for  Cold  Application.  "General. 
The  tar  shall  be  homogeneous. 

*' Physical  and  Chemical  Properties.    It  shall  meet  the  following  requirements: 

1.  Specific  gravity  26°/26°  C  (77°/77°  F) 1.100  to  1.140. 

2.  Specific  viscosity  at  40°  C  (104°  P) 26  to  35. 

8.  Total  distillate  by  weight: 

To  170°  C  (888°  F) not  more  than    2.0%. 

To  270°  C  (618°  F) not  more  than  25.0%,' 

To  800°  C  (672°  F) not  more  than  85.0%. 

4.  Total  bitumen,  soluble  in  carbon  bisulphide 95%  to  100%. 

M  Purpose  and  Use.  This  specification  provides  primarily  for  a  material  to  be  used 
in  the  surface  treatment  of  macadam,  gravel  or  shell  roads,  to  form  a  thin  wearing 
mat  or  carpet  which  may  be  built  up  by  subsequent  maintenance  treatments  of  either 
the  same  type  of  material  or  a  heavier  product.  It  may  also  be  used  for  maintenance  of 
tar  ■wtb*""  or  tar  concrete  pavements.  The  specification  is  intended  to  cover  water- 
gas  tar  and  low  carbon  coke-oven  tar  products." 

Specifications  for  Tars  to  be  Applied  Cold  on  Broken  Stone  and  Gravel  Roadways, 
recommended  in  1914  by  Advisory  Board  on  Highways,  N.  Y.  State  Dept.  of  Efficiency 
and  Economy  (19). 
"Tar  'A'  Optional  with  Tar  'B.' 

1.  Tar  'A'  (water-gas  tar)  shall  be  homogeneous,  and  free  from  water. 

2.  Its  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  less  than  1.050 
aor  more  than  1.140. 

8.  When  tested  by  means  of  the  Engler  viscosimeter  at  40°  C  (104°  F)  the  specific 
viscosity  of  the  first  50  cc  passing  the  orifice  of  the  viscosimeter,  shall  be  not  less  than 
12  nor  more  than  20. 

4.  Its  bitumen,  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature,  shall  be  not  less  than  97.0%,  and  it  shall  show  not  more  than 
0l2%  ash  upon  ignition  of  the  material  insoluble  in  carbon  disulphide. 

5.  When  distilled  according  to  the  tentative  method  recommended  by  Com.  D-4, 
Am.  Soc.  Test.  Mat.,  in  1911,  not  more  than  1.0%  shall  distill  below  170°  C  (888°  F) 
and  not  more  than  40.0%  shall  distill  below  800°  C  (572°  F). 

"Tab  'B'  Optional  with  Tar  'A.' 

1.  Tar  'B'  (coal  tar  base)  shall  be  homogeneous,  and  contain  not  over  2.0%  of 


2.  Its  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  less  than  1.140 
nor  more  than  1.180. 

8.  When  tested  by  means  of  the  Engler  viscosimeter  at  40°  C  (104°  F)  the  specific 
viscosity  of  the  first  50  cc  passing  the  orifice  of  the  viscosimeter,  shall  be  not  less  than 
8  nor  more  than  18. 

4.  Its  bitumen,  as  determined  by  its  solubility  (upon  a  water-free  basis)  in  chem- 
ically pure  carbon  disulphide  at  room  temperature,  shall  be  not  less  than  92.0%  nor 
more  than  97.0%,  and  it  shall  show  not  more  than  0.2%  ash  upon  ignition  of  the 
material  insoluble  in  carbon  disulphide. 

6.  When  distilled  according  to  the  tentative  method  recommended  by  Com.  D-4, 
Am.  Soc  Test.  Mat.,  in  1911,  not  more  than  5.0%  of  oil  shall  distill  below  170°  C 
(388°  F)  and  not  more  than  40.0%  shall  distill  below  800°  C  (572°  F)." 

1917  Specifications  for  Refined  Tars  for  Hot  Surface  Treatments,  Am.  Soc.  Mun. 
Imp. 

"Previous  Service.  The  Contractor  will  be  required  to  show  to  the  satisfaction 
of  the  Engineer,  that  the  Company  manufacturing  the  refined  tar  he  proposes  to  use 
ander  a  given  specification  has,  for  a  period  of  at  least  2  years,  manufactured  H*"^ 
tar  in  a  thoroly  equipped  plant;  and  that  refined  tar  manufactured  of  bitun 
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material  obtained  from  a  similar  source  to  that  which  he  proposes  to  use  shall  have 
been  in  continuous  and  successful  use  in  the  surface  treatment  of  broken  stone  roadsi 
for  a  period  of  at  least  2  years  previous  to  the  date  of  the  letting  in  which  his  proposal 
was  submitted. 
"Refined  Tab  'A*  Optional  with  Refined  Tab  *B/ 

1.  Refined  tar  'A'  (water-gas  tar)  shall  be  homogeneous,  free  from  water  and  shall 
not  foam  when  heated  to  121°  C  (250°  F). 

2.  Its  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  leas  than  l.MO 
nor  more  than  1.180. 

3.  When  tested  by  means  of  the  New  York  Testing  Laboratory  Float  Apparatus* 
the  float  shall  not  sink  in  water  maintained  at  50°  C  (122°  F)  in  less  than  50  sec  nor 
more  than  110  sec 

4.  Its  bitumen,  as  determined  by  its  solubility  in  chemically  pure  carbon  bisulphide 
at  room  temperature,  shall  be  not  less  than  95.0%  and  it  shall  show  not  more  than 
0.2%  ash  upon  ignition  of  the  material  insoluble  in  carbon  disulphide. 

5.  When  distilled  according  to  the  tentative  method  recommended  by  Com.  D-4, 
Am.  Soc  Test.  Mat.,  in  1911,  it  shall  yield  no  distillate  at  a  temperature  lower  than 
170°  C  (338°  F);  not  more  than  20.0%,  shall  distill  below  270°  C  (518°  F),  and  not 
more  than  30.0%  shall  distill  below  300°  C  (572°  F). 

6.  The  melting  point  as  determined  in  water  by  the  cube  method,  of  the  pitch 
residue  remaining  after  distillation  to  300°  C  (572°  F)  in  accordance  with  the  test 
described  in  Clause  5  shall  be  not  more  than  75°  C  (167°  F). 

"Refined  Tab  'B'  Optional  with  Refined  Tab  'A/ 

1.  Refined  tar  'B'  (coal  tar  base)  shall  be  homogeneous,  free  from  water,  and  shall 
not  foam  when  heated  to  121°  C  (260°  F). 

2.  Its  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  leas  than  1.170 
nor  more  than  1.220. 

3.  When  tested  by  means  of  the  New  York  Testing  Laboratory  Float  Apparatus, 
the  float  shall  not  sink  in  water  maintained  at  60°  C  (122°  F)  in  less  than  40  sec  nor 
more  than  100  sec 

4.  Its  bitumen,  as  determined  by  its  solubility  in  chemically  pure  carbon  diaulphide 
at  room  temperature,  shall  be  not  leas  than  85.0%  nor  more  than  95%,  and  it  shall  show 
not  more  than  0.2%  ash  upon  ignition  of  the  material  insoluble  in  carbon  disulphide. 

6.  When  distilled  according  to  the  tentative  method  recommended  by  Com.  £>-4t 
Am.  Soc  Test.  Mat.,  in  1911,  it  shall  yield  no  distillate  at  a  temperature  lower  than 
170°  C  (338°  F);  not  more  than  20.0%  shall  distill  below  270°  C  (518°  F),  and  not 
more  than  25.0%  shall  distill  below  300°  C  (572°  F). 

6.  The  melting  point  as  determined  in  water  by  the  cube  method,  of  the  pitch 
residue  remaining  after  distillation  to  300°  C  (582°  F)  in  accordance  with  the  teat 
described  in  Clause  5  shall  be  not  more  than  75°  C  (167°  F)." 

British  Standard  Specification  for  No.  1  Tar,  based  on  specifications  of  the  Road 
Board  of  England  and  adopted  in  1916  by  the  Engineering  Standards  Com.  of  Great 
Britain. 

"General.  This  tar  is  suitable  for  the  surface  tarring  of  roads.  (Aa  to  the 
use  of  this  tar  for  making  tar  macadam,  see  Road  Board  General  Directions  for  Surfac- 
ing with  Tar  Concrete,  Sect.  16,  Art.  13.) 

"  Heating.  The  tar  should  be  heated  to  such  a  temperature  that  it  will  reach 
the  road  surface  in  a  highly  fluid  condition.  The  necessary  temperature  to  attain) 
this  end  will  vary  with  the  mode  of  application  of  the  tar.  The  tar  should  be  heated 
in  a  heater  or  boiler  specially  designed  to  prevent  frothing,  which  will  otherwise  in- 
evitably occur  if  the  tar  contains  even  a  small  percentage  of  water.  The  desired 
temperature  will  generally  be  found  in  practice  to  be  between  104°  and  116°  C  (220* 
and  240°  F)  in  the  heater  or  boiler. 

"  Source  of  the  Tab.  The  tar  shall  be  derived  wholly  from  the  carbonisation  of 
coal  except  that  it  may  contain  not  more  than  10%  of  its  volume  of  the  tar,  or  dis- 
tillates or  pitch  therefrom,  produced  in  the  manufacture  of  carburetted  water-gas. 

"  Specific  Gravity.    The  specific  gravity  of  the  tar  at  15°  C  (59°  F)  shall  be  a* 

"«*u*ly  as  possible  1.19,  and  in  no  case  shall  it  be  lower  than  1.16  or  higher  than  1.22. 

eedom  from  Watbb  and  Ammonia.    The  tar  shall  be  commercially  free  from 

iat  is,  it  shall  not  contain  more  than  1%  by  volume  of  water  or  ammoniacal 

hich  water  or  liquor,  if  present,  shall  not  contain  more  ammonia,  free  or 
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as  carbonate  or  sulphide  than  corresponds  to  6  g  of  ammonia  per  gal,  or 
70  mg  per  litre,  of  the  tar. 

"Fractionation.  On  distillation  in  a  litre  fractionating  flask,  a  distillation 
flask  without  special  fractionating  column,  M  to  $i  filled,  the  tar  shall  yield  the  pro- 
portions by  weight  of  distillates  stated  below;  the  temperatures  of  distillation  being 
lead  on  a  thermometer  of  which  the  bulb  is  opposite  the  side  tube  of  the  flask: 

Below  170°  C  (338°  F),  not  more  than  1%  of  distillate,  light  oils,  exclusive  of  water. 

Between  170°  and  270°  C  (838°  and  618°  F),  not  less  than  16%  and  not  more  than 
26%  of  distillate,  middle  oils. 

Between  270°  and  800°  C  (518°  and  672°  F),  not  less  than  3%  and  not  more  than 
10%  of  distillate,  heavy  oils. 

The  total  distillate  between  170°  and  300°  C  (338°  and  572°  F),  shall  be  not  less 
than  24%  and  not  more  than  84%,  that  is,  where  the  middle  oils  approach  the  maxi- 
mum allowed,  the  heavy  oils  should  approach  the  minimum  allowed  and  vice  versa. 

"  Naphthalene.  The  distillate  between  170°  and  270°  C  (338°  and  618°  F),  middle 
oils,  shall  remain  clear  and  free  from  solid  matter,  crystals  of  naphthalene,  etc,  when 
maintained  at  a  temperature  of  80°  C  (86°  F)  for  )4  hr.  This  requirement  may  be 
waived  in  the  case  of  tar  supplied  direct  from  gas  works,  but  the  tar  from  which  the 
naphthalene  has  been  extracted  is  preferable  to  tar  containing  much  naphthalene. 

"  Phenols.  The  distillate  between  170°  and  270°  C  (338°  and  518°  F),  middle  oils, 
shall  not  yield  to  caustic  soda  solution  more  crude  tar  acids,  phenols,  than  is  equivalent 
to  3%  by  volume  of  the  tar. 

"  Free  Carbon.  The  tar  shall  contain  not  less  than  12%  and  not  more  than  21% 
by  weight  of  free  carbon.  The  free  carbon  is  to  be  determined  by  the  weight  of  the 
residue  after  complete  extraction  of  all  matter  soluble  in  benzol  or  disulphide  of  carbon. 
The  extraction  is  best  carried  out  in  a  Soxhlet  or  similar  apparatus  by  disulphide  of 
carbon  followed  by  benzol." 

British  Standard  Specification  for  No.  2  Tar.    See  note  following  No.  1  Tar. 

"  General.  This  tar  is  suitable  for  making  tar  macadam,  and  also  may  be  used 
for  surface  tarring  in  very  hot  weather  when  the  road  crust  is  exceptionally  dry. 

"  Heating.  For  surface  tarring,  the  tar  should  be  heated  to  such  a  temperature 
that  it  will  reach  the  road  surface  in  a  highly  fluid  condition.  The  necessary  tem- 
perature to  attain  this  end  will  vary  with  the  mode  of  application  of  the  tar.  The 
desired  temperature  will  be  generally  found  in  practice  to  be  between  124°  and  138°  C 
(260°  and  280°  F)  in  the  heater  or  boiler.  The  tar  should  be  heated  in  a  heater  or 
boiler  specially  designed  to  prevent  frothing,  which  will  otherwise  inevitably  occur  if 
the  tar  contains  even  a  small  percentage  of  water.  For  the  preparation  of  tar  macadam 
the  tar  will  not  generally  need  to  be  heated  to  so  high  a  temperature  as  for  surface 
tarring,  but  the  necessary  temperature  should  be  determined  largely  by  the  sensible 
heat  of  the  stone  treated  with  the  tar,  and  the  mode  of  application  or  treatment. 

"  Source  of  the  Tar.  The  tar  shall  be  derived  wholly  from  the  carbonization 
of  coal  except  that  it  may  contain  not  more  than  25%  of  its  volume  of  the  tar,  or 
distillates  or  pitch  therefrom,  produced  in  the  manufacture  of  carburetted  water-gas. 

"Specific  Gravity.  The  specific  gravity  of  the  tar  at  15°  C  (69°  F)  shall  be  as 
nearly  as  possible  1.21,  and  in  no  case  shall  it  be  lower  than  1.19  or  higher  than  1.24. 

"  Fractionation.  On  distillation  in  a  litre  fractionating  flask,  a  distillation  flask 
without  special  fractionating  column,  H  to  ^  filled,  the  tar  should  yield  the  propor- 
tions by  weight  of  distillates  stated  below;  the  temperatures  of  distillation  being  read 
en  a  thermometer  of  which  the  bulb  is  opposite  the  side  tube  of  the  flask: 

Below  170°  C  (338°  F),  not  more  than  1%  of  distillate,  light  oils  and  water,  if  any. 

Between  170°  and  270°  C  (338°  and  618°  F),  not  less  than  12%  and  not  more  than 
18%  of  distillate,  middle  oils. 

Between  270°  and  300°  C  (518°  and  672°  F),  not  less  than  6%  and  not  more  than 
10%  of  distillate,  heavy  oils. 

The  total  distillate  between  170°  and  300°  C  (338°  and  672°  F)  shall  not  be  less 
than  21%  and  not  more  than  26%,  that  is,  where  the  middle  oils  approach  the  maximum 
allowed  the  heavy  oils  should  approach  the  minimum  allowed  and  vice  versa. 

"Naphthalene.     The  distillate  between    170°  and  270°  C  (338°  and  518°  F), 
middle  oils,  shall  remain  clear  and  free  from  solid  matter,  crystals  of  naphthalene,  etc, 
maintained  at  a  temperature  of  25°  C  (77°  F)  for  H  he 
Phenols.    The  distillate  between  170°  and  270°  C  (338°  and  618°  F),  middle  oils, 
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shall  not  yield  to  caustic  soda  solution  more  crude  tar  adds,  phenols,  than  is  equivalent 
to  2%  by  volume  of  the  tar. 

"Febb  Carbon.  The  tar  shall  contain  not  less  than  12%  and  not  more  than 
22%  by  weight  of  free  carbon.  The  free  carbon  is  to  be  determined  by  the  weight  of 
the  residue  after  complete  extraction  of  all  matter  soluble  in  benzol  or  disulphide  of 
carbon.  The  extraction  is  best  carried  out  in  a  Soxhlet  or  similar  apparatus  by  disul- 
phide of  carbon  followed  by  benzol." 

Philadelphia  1917  Specification  for  Cut-Back  Asphalt  for  Cold  Application.  "The 
material  shall  be  a  cut-back  asphalt  prepared  in  a  still  by  compounding  approximately 
85%  of  a  distillate  with  an  asphalt  meeting  the  following  specifications: 

Specific  gravity  at  26°  C  (77°  F) Minimum  1.02 

Penetration,  100  g  for  5  sec  at  25°  C  (77°  F) 85  to  100 

Volatility,  50  g  for  5  hr  at  168°  C  (825°  F) Not  more  than    8% 

Solubility,  in  CCU Not  less  than  99% 

Ductility,  Dow  method  at  25  °C  (77°  F) Not  less  than  CO  cm. 

"The  distillate  shall  conform  to  the  following  requirements: 

Baume  gravity  at  15.5°  C  (60°  F) 68  to  60 

Specific  gravity  at  25°  C  (77°  F) 0.76  to  0.78 

End  point  of  distillation,  test  to  be  made  upon 

100  cc  in  a  150  cc  Engler  flask 177*  C  (350°  F). 

"The  cut-back  asphalt  made  from  a  combination  of  the  above  two  products  shall 
conform  to  the  following  tests: 

Specific  gravity  at  25°  C  (77°  F) Minimum  0.898 

Volatility,  20  g  f or  5  hr  at  168°  C  (325°  F) 85%    to    40% 

Penetration  of  residue,  after  volatility 85        to    46 

Viscosity,  Engler,  50  cc  at  25°  C  (77°  F) 276        to  850 

Gravity  of  distillate  off  below  800°  C  (572°  F)» 

Baume 68        to    60 

Specific 0.76       to    0.78." 

N.  T.  State  Highway  Comm.  1917  Specification  for  Oil  for  Cold  Application.  "This 
bituminous  material  shall  have  the  following  characteristics: 

1.  It  shall  be  free  from  water. 

2.  The  various  hydrocarbons  composing  it  shall  be  present  in  a  homogeneous 
solution. 

8.  It  shall  have  a  specific  gravity  at  25°  C  (77°  F)  of  not  less  than  0.98. 

4.  When  evaporated  in  the  open  air  at  a  temperature  not  exceeding  260°  C  (500°  F) 
until  the  residue  remaining  has  a  penetration,  5  sec,  25°  C  (77°  F),  No.  2  needle,  100  g 
weight,  of  10  mm,  the  amount  of  residue  shall  not  be  less  than  50%  nor  more  than 
65%  of  the  original  oil.  At  a  temperature  of  25°  C  (77°  F)  such  residue  shall  have  s 
ductility  of  at  least  25  cm,  Dow  mold. 

5.  Fifty  grams  of  it  upon  being  maintained  at  a  uniform  temperature  of  168°  C 
(825°  F)  for  6  hr,  in  a  cylindrical  vessel  5H  cm  in  diameter  by  3H  cm  high,  shall  not 
lose  more  than  30%  in  weight. 

6.  It  shall  be  soluble  in  chemically  pure  carbon  disulphide  at  air  temperature  to 
the  extent  of  at  least  99.5%. 

7.  It  shall  be  soluble  at  air  temperature  in  76°  B  paraffine  petroleum  naphtha  dis- 
tilling between  60°  and  89°  C  (140°  and  190°  F)  to  the  extent  of  not  less  than  80% 
and  not  more  than  96%. 

8.  It  shall  not  show  more  than  10%  fixed  carbon. 

9.  It  shall  show  an  open  flash  point  of  not  less  than  62°  C  (126°  F). 
10.  It  shall  not  contain  more  than  4%  paraffine  scale." 

N.  T.  State  Highway  Comm.  1917  Specification  for  Oil  for  Hot  Application.  "Thk 
bituminous  material  shall  have  the  following  characteristics: 

1.  It  shall  be  free  from  water.  , 

2.  The  various  hydrocarbons  composing  it  shall  be  present  in  a  homogeneous 
solution. 

8.  It  shall  have  a  specific  gravity  at  25°  C  (77°  F)  of  not  less  than  0.96. 
'    When  evaporated  in  the  open  air  at  a  temperature  not  exceeding  260°  C  (500°  F) j 
-^  residue  remaining  has  a  penetration,  5  sec,  26°  C  (77°  F),  No.  2  needle,  100  gj 
of  10  mm,  the  amount  of  such  residue  shall  not  be  less  than  85%  nor  mora 
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than  96%  of  the  original  ofl.    At  a  temperature  of  26°  C  (77°  F)  such  residue  shall 
have  a  ductility  of  at  least  25  cm,  Dow  mold. 

5.  Fifty  grams  of  it  upon  being  maintained  at  a  uniform  temperature  of  168°  C 
(325°  F)  for  5  hr,  in  a  cylindrical  vessel  6M  cm  in  diameter  by  3H  cm  high,  shall  not 
lose  more  than  10%  in  weight. 

6.  It  shall  be  soluble  in  chemically  pure  carbon  disulphide  at  air  temperature  to 
the  extent  of  at  least  99.6%. 

7.  It  shall  be  soluble  at  air  temperature  in  76°  B  paraffine  petroleum  naphtha  dis- 
tflHng  between  60°  and  89°  C  (140°  and  180°  F)  to  the  extent  of  not  leas  than  75% 
and  not  more  than  90%. 

8.  It  snail  show  between  6  and  14%  of  fixed  carbon. 

9.  It  shall  show  an  open  flash  point  of  not  less  than  168°  C  (826°  F). 

10.  It  shall  not  contain  more  than  4.7%  paraffine  scale. 

11.  It  shall  show  a  toughness  at  0°  C  (82°  F)  not  less  than  20  cm.  Toughness  is 
determined  by  breaking  a  cylinder  of  the  material  194  in  in  diameter  by  1&  in  in 
height  in  a  Page  impact  machine.  The  first  drop  of  the  hammer  is  from  a  height 
of  5  em  and  each  succeeding  blow  is  increased  by  5  cm." 

N.  T.  State  Highway  Comm.  1917  Specification  for  Asphaltic  Emulsion  to  be  Used  Cold 
in  Patching  (28b).  "The  emulsion  must  be  homogeneous.  It  must  mix  with  water 
in  aD  proportions.  It  shall  be  of  such  fluidity  as  to  readily  flow  from  bung  hole  of  a 
barrel.  Any  material  accepted  at  time  of  shipment,  which  should  prove  to  be  defective 
by  separation  within  80  days  after  date  of  delivery,  will  not  be  paid  for  by  the  Depart- 
ment of  Highways,  and  will  remain  the  property  of  the  contractor  except  when  separa- 
tion may  be  caused  by  freezing. 

"When  distilled  up  to  a  temperature  of  204°  C  (400°  F),  the  total  loss  shall  not  ex- 
ceed 82%.  Not  over  2%  shall  be  an  oil  distillate.  The  residue  from  the  foregoing 
distillation  shall  have  the  following  characteristics: 

1.  It  shall  have  a  specific  gravity  at  26°  C  (77°  F)  of  not  less  than  1.01. 

2.  The  penetration  shall  be  between  15  and  25  mm  when  tested  for  5  sec  at  25°  C 
(77°  F)  with  a  No.  2  needle  weighted  with  100  g. 

8.  Its  solubility  at  air  temperature  in  chemically  pure  carbon  disulphide  shall  be 
at  least  98.5%. 

4.  The  solubility  of  the  bitumen  at  air  temperature  in  76°  B  paraffine  petroleum 
naphtha  distilling  between  60°  and  88°  C  (140°  and  190°  F)  shall  be  between  72  and  84%. 

5.  The  bitumen  shall  show  between  10  and  15%  fixed  carbon. 

6.  It  shall  not  contain  over  1%  of  ash. 

7.  It  shall  not  contain  more  than  2%  paraffine  scale. 

8.  It  shall  have  a  ductility  at  25°  C  (77°  F)  of  not  less  than  40  cm,  Dow  mold." 

CONSTRUCTION 

6.    Mechanical  Appliances 

The  appliances  used  in  the  distribution  of  bituminous  materials  may  be 
classified  as  gravity  distributors  and  pressure  distributors.  As  the  demand 
developed  for  a  heavier  binder,  both  for  surface  treatment  and  penetration 
work,  machines  especially  designed  for  distributing  these  materials  began 
to  appear.  The  market  is  supplied  with  so  many  different  types,  that  a 
thoro  investigation  should  be  made  preceding  the  purchase  of  a  machine. 

The  following  factors  should  be  given  consideration  when  selecting  a 
distributor:  (1)  Character  and  range  of  work  upon  which  the  distributor  will 
be  used;  (2)  present  and  probable  requirements  in  specifications  pertaining 
to  type  and  details  of  distributors  and  the  work  to  be  done;  (3)  different 
types  and  grades  of  bituminous  materials  which  the  machine  will  dis- 
tribute, and  the  range  in  the  amount  per  square  yard  which  can  be  applied ; 
(4)  gravity  or  pressure  distribution,  and,  if  the  latter,  the  range  in  pressure 
per  square  inch;  (5)  method  of  controlling  uniformity  and  amount  of  dis- 
tribution; (6)  accessories  of  distributors  for  heating  material,  recording 
temperature  of  bituminous  material,  amount  in  tank,  and  amount  of  pres- 
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sure,  and  shutting  off  bituminous  material  at  end  of  run;  (7)  width  of  dis- 
tribution and  means  for  modifying  same;  (8)  motive  power;  (9)  width  of 
tires  and  loads  per  linear  inch  of  tires  when  tank  is  full;  (10)  ease  of  operation 
and  repair;  (11)  structural  strength;  (12)  amount  and  character  of  labor 
required  to  efficiently  operate  the  distributor;  (13)  economics,  including 
overhead,  operation  and  maintenance  charges. 

Gravity  Distributors.  In  this  subdivision  will  be  considered  pouring 
cans,  tanks  with  hose  attached,  and  distributing  machines. 

Pouring  Cans.  With  the  use  of  pouring  cans  alone  it  is  difficult  to 
secure  uniform  application  of  the  bituminous  material.  If  the  application 
of  the  material  is  immediately  followed  by  vigorous  brushing  with  fiber 
push  brooms,  very  satisfactory  surfaces  can  be  obtained.'  The  use  of  these 
methods  will  result  in  a  high  labor  cost  due  to  two  factors,  the  high  cost 
of  labor,  especially  in  the  United  States,  and  the  slow  progress  made.  Cans 
should  be  used  with  which  may  be  secured  the  maximum  uniformity  of 
application  attainable  by  this  method  of  distribution. 

Reservoir  Brooms  have  been  used  for  superficial  treatments  to  a 
limited  extent  in  England.  The  apparatus  comprises  a  kettle  in  which  the 
material  is  heated  and  to  which  are  fitted  two  lines  of  flexible  hose,  each  of 
which  is  attached  to  the  head  of  a  hand  push  broom.  The  tar  flows  thru 
the  flexible  hose  into  the  heads  of  the  brooms  and  is  then  swept  into  the  road 
by  the  men  operating  the  brooms.  One  man  pulls  the  tar  kettle,  two  work 
the  brushes  behind  the  kettle  and  a  fourth  man  supplies  the  kettle  with  tar. 

Hand-Drawn  Gravity  Distributors.  The  advantages  of  hand-drawn 
distributors  over  pouring  cans  are  the  more  uniform  distribution  of  material, 
the  elimination,  to  a  certain  extent,  of  the  personal  equation,  more  rapid 
work,  and  the  practicability  of  keeping  the  bituminous  material  at  a  higher 
and  more  even  temperature.  A  hand-drawn  gravity  distributor  was  intro- 
duced in  France  in  1903. 

Tanks  with  Hose  Attached.  If  a  tank  from  which  the  bituminous 
material  flows  by  gravity  thru  a  hose  and  nozzle  onto  the  road  is  used, 
brushing  is  necessary  to  secure  satisfactory  distribution. 

Machines  with  Distributing  Apparatus.  Watering  carts  were  first 
used  in  the  United  States  for  distributing  the  light  oils  and  tars  for  suppress- 
ing the  dust.  The  ordinary  spray  attachments  on  the  carts  were  not  very 
satisfactory  for  distributing  this  class  of  material.  Attention  was  then 
directed  to  modifying  the  distributing  device,  still  using  the  wooden-tank 
wagon.  Practically  all  of  the  modifications  consisted  in  substituting  for 
water  sprinklers  one  or  more  horizontal  pipes  pierced  with  small  holes. 
These  pipes  were  attached  to  the  outlet  pipe  of  the  tank  and  were  placed 
parallel  to  the  rear  axle  at  the  back  of  the  tank.  The  pipes  were  usually 
about  the  same  length  as  the  gage  of  the  rear  wheels.  The  material 
flowed  thru  these  pipes  in  small  vertical  streams  onto  the  road  surface. 
Hence,  in  distributing  small  quantities,  the  road  surface  would  not  be 
entirely  covered  with  the  material.  Traffic  worked  the  material  around 
on  the  road  surface  so  that  in  the  course  of  time  a  fairly  satisfactory  result 
might  be  obtained.  In  some  American  machines,  the  material  flows  from 
pipes  onto  a  flash  board  and  from  the  board  to  the  surface  of  the  roadway 
in  the  form  of  a  sheet.  The  general  practice  in  Europe  in  using  machines 
~»e  is  to  follow  the  distribution  by  brushing  the  material  into  the 
1  is  done  either  by  hand  brooming  or  by  brooms  which  are  at- 
\y  behind  the  distributor.  The  brooms  are  either  of  the  drag 
i.     The  machines  are  made  to  be  drawn  by  hand  or  by  horse. 
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Pressure  Distributors.  The  various  types  of  distributing  machines  of 
this  class  may  be  grouped  in  the  following  subdivisions:  Hand-drawn 
distributors;  pressure  tanks  to  which  are  attached  hose  and  spraying  devices 
or  horizontal  distributing  apparatus;  and  machines  equipped  with  mechani- 
cal power-pumps  between  the  tank  and  the  distributing  apparatus. 

Hand-Drawn  Pressure  Distributors.  The  European  machines  of 
this  type  have  capacities  of  from  50  to  320  gal.  Essentially  these  machines 
consist  of  a  tank  for  holding  the  material,  the  tanks  being  heated  by  direct 
fire,  a  semi-rotary  pump  with  a  length  of  suction  hose  attached  to  the  tank 
for  the  purpose  of  filling  the  latter  and  another  pump  attached  to  the 
tank  by  which  it  is  possible  to  generate  a  pressure  between  the  pump  and 
the  nozzle.  The  material  is  pumped  from  the  tank  thru  a  length  of  flexible 
hose  to  the  outlet  end  of  which  is  fixed  an  iron  pipe  fitted  with  one  or  more 
nozzles.  The  noszlo  is  of  such  a  form  that  the  material  is  thrown  in  a  fine 
cone-shaped  spray.  When  five  or  six  nozzles  are  used,  they  are  sometimes 
so  arranged  that  a  2  ft.  width  of  surface  can  be  covered  at  a  time,  the  nozzles 
being  fixed  to  a  pipe  on  two  small  wheels.  When  one  or  two  nozzles  are 
used  the  distribution  is  effected  by  passing  them  over  the  road  surface,  the 
pipe  being  held  up  by  the  men.  Both  the  pump  for  filling  and  that  for 
pressure  are  operated  by  hand,  hence  it  takes  at  least  two  men  to  operate 
this  type  of  machine,  one  to  run  the  pressure  pump  while  the  other  manipu- 
lates the  hose.  In  one  type  of  American  machine  the  heated  material  is 
pumped  into  the  distributor  and  applied  to  the  roadway  surface  by  pressure 
from  a  lank  of  compressed  air.  In  other  types,  the  pressure  is  obtained 
from  hand  or  small  gasoline  pumps.  These  machines  arc  especially  useful 
in  connection  with  maintenance  work. 

Pressure  Tanks.  These  machines  consist  of  steel  tank  wagons  equipped 
with  steam  coils  and  with  either  a  flexible  hose  with  a  nozzle  attached  or 
a  system  of  pipes  equipped  with  nozzles.  The  tanks  are  hauled  by  a 
steam  roller  which  supplies  steam  for  heating  the  material  in  the  tank 
and  furnishes  the  steam  for  the  pressure.  The  bituminous  material  is 
forced  out  by  the  pressure  of  the  steam  between  the  material  and  the  top 
of  the  tank. 

Flexible  Hose  Apparatus.  By  an  arrangement  of  the  piping  system, 
means  are  provided  at  the  outlet  valve  of  the  tank  so  that  the  steam  can 
be  admitted  to  either  side  of  the  valve.  The  hose  can  be  easily  and  thoroly 
cleaned  out  before  the  distribution  of  the  bituminous  material  is  com- 
menced by  simply  allowing  hot  steam  to  pass  thru  the  same.  Several  types 
of  nozzles  have  been  tried.  The  best  nozzle  is  cast  in  such  a  form  that  the 
material  is  given  a  twisting  motion  just  before  it  leaves  the  nozzle,  resulting 
in  a  cone  shaped  spray.  Two  men  are  generally  used  with  this  machine 
besides  the  man  on  the  roller.  One  man  is  at  the  nozzle  end  of  the  hose,  and 
the  other  clasps  the  hose  about  midway  of  its  length,  and  drags  i'".  around 
as  the  nozzle  man  distributes  the  material. 

Pressure  Distributors  Equipped  with  Air  Compressors.  Some 
American  distributors  efficiently  utilize  pressure  from  air  compressors. 
Steam  is  delivered  to  the  compressors  either  from  a  boiler  mounted  on  a 
distributor  or  from  a  steam  roller  or  tractor.  By  the  passage  of  steam 
thru  a  system  of  pipes,  the  bituminous  material  is  heated  to  the  desired 
temperature.  The  material  is  distributed  thru  either  one  or  two  horizontal 
pipes  equipped  with  nozzles. 

Pressure  Distributors  Equipped  with  Mechanical  Power  Pum*>*. 
Several  pressure  machines  of  this  type  have  been  invented  in  the  Un 
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States.  The  distributing  devices  of  all  of  these  machines  are  alike  in 
having  horizontal  pipes  fitted  with  nozzles.  The  machines  differ  some- 
what in  the  way  the  pressure  is  obtained  and  applied.  Pumps,  run  by  a 
sprocket-drive  attachment  on  the  rear  axle,  by  steam,  and  by  gasoline, 
are  utilized.  Horses  and  steam  rollers  are  used  for  hauling.  Some  dis- 
tributors are  mounted  on  motor  trucks. 

Am.  Soc  Man.  Imp.  Specification  for  Pressure  Distributor  for  Surface  Treatments. 
"The  pressure  distributor  employed  shall  be  so  designed  and  operated  as  to  distribute 
the  refined  tar  specified  uniformly  under  a  pressure  of  not  less  than  20  lb  nor  more 
than  75  lb  per  sq  in  in  the  amount  and  between  the  limits  of  temperature  specified. 
It  shall  be  supplied  with  an  accurate  stationary  thermometer  in  the  tank  containing 
the  refined  tar  and  with  an  accurate  pressure  gage  so  located  as  to  be  easily  observed 
by  the  Engineer  while  walking  beside  the  distributor.  It  shall  be  so  operated  that, 
at  the  termination  of  each  run,  the  refined  tar  will  be  at  once  shut  off.  It  shall  be  so 
designed  that  the  normal  width  of  application  shall  be  not  less  than  6  ft  end  so  that 
ft  will  be  possible  on  either  side  of  the  machine  to  apply  widths  of  not  more  than  2  ft. 
The  distributor  shall  be  provided  with  tires  of  widths  dependent  upon  the  following 
relationship  between  the  pressure  per  square  inch  of  tire  and  the  diameter  of  the 
wheel;  for  a  2-ft  diameter  wheel,  600  lb  shall  be  the  maximum  pressure  per  lin  in  of 
width  per  wheel,  an  additional  pressure  of  30  lb  per  In  being  allowed  for  each  additional 
8  in  in  diameter." 

Mass.  Highway  Comm.  Equipment  by  Farrington  (80a).  "As  to  equipment,  for 
handling  the  lighter  grades  of  bituminous  materials,  one  or  two  distributor  carts  and 
a  pump  for  transferring  these  materials  from  the  tank-cars  are  required,  and  there 
should  be  a  tool-house,  also  tents  for  the  laborers,  unions  vans  are  provided. 

"For  handling  the  heaviest  grades  of  oil  or  tar  used  for  surface  work,  the  following 
plant  is  needed:  1  10-  or  12-ton  steam  roller;  1  portable  heating  boiler,  1  steam  pump, 
2  steel  tank-wagons,  1  pressure  distributor,  if  mounted  separately,  or  2  if  attached  to 
the  tank-wagons;  1  or  2  watering  carts;  1  2-horse  sweeper;  1  portable  tool-house, 
snd  2  large  tents  or  vans  for  laborers. 

"As  to  distrib  tors,  for  handling  the  road  oils  or  the  corresponding  grades  of  tars, 
a  gravity  machine  may  be  used  with  good  results,  if  the  bituminous  material  is  breamed 
after  it  is  applied;  but  the  cost  of  distribution  will  be  less  and  the  results  more  satis- 
factory if  a  pressure  distributor  is  used.  For  this  work,  a  distributor  cart  with  a  pump 
mounted  on  a  frame  back  of  the  tank  and  connected  by  chain  with  a  large  sprocket 
bolted  to  one  of  the  rear  wheels  is  most  satisfactory.  Under  favorable  conditions, 
♦  good  results  have  been  obtained  with  gravity  m  chines  in  distributing  even  the  heavi- 
est grades  of  bituminous  materials  for  surface  work;  but  the  chances  of  failure,  if  the 
conditions  are  not  favorable,  are  such  that  they  should  always  be  applied  by  pressure 
distributors  if  possible.  The  distributor  just  described,  or  one  with  a  gas-engine 
pump  mounted  either  on  the  tank-wagon  or  on  separate  gear,  may  be  used,  but  one 
operated  by  steam  will  give  the  best  results.  One  advantage  of  the  steam  distributor 
is  the  possibility  of  cleaning  out  the  pipes  and  nozzles  by  blowing  steam  thru  them. 
Of  the  steam  distributors,  there  seems  to  be  little  choice  between  the  one  using  the 
direct  pressure  of  steam  in  the  tank  for  distributing  and  the  pump  type,  each  having 
its  advantages." 

7.    Methods  of  Construction 

Preparation  of  Surface  of  Wearing  Course.    Before  constructing  a  bitu- 
minous surface  on  a  broken  stone  or  gravel  road,  every  precaution  should  be 
taken  to  secure  the  best  sub-drainage  which  is  practicable  under  the  local 
conditions.     All  depressions,  pot-holes,  ruts,  or  other  irregularities  should  be 
filled  with  thoroly  compacted  bituminous-coated  stone  so  that  the  whole 
surface  of  the  roadway  is  even.     Ail  surplus  dust  must  be  removed  so  that 
the  larger  pieces  of  broken  stone  of  the  roadway  surface  are  exposed  but 
-reaking  the  bond.     This  cleaning  process  is  accomplished  by  the 
sweepers  and  fine  bass  brooms,  with  coarse  fiber  brooms  and 
m8,  or  by  a  vacuum  process.     If  there  is  caked  mud  on  the 
roadway,  wet  brushing  will  prove  advantageous. 
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If  a  bituminous  surface  is  to  be  constructed  on  a  new  broken  stone  or 
gravel  road,  or  on  one  which  has  just  been  resurfaced,  the  bituminous  ma- 
terial should  not  be  applied  until  the  crust  has  had  time  to  consolidate  under 
the  action  of  traffic  and  with  the  aid  of  the  binding  action  of  dust  and 
moisture.  The  length  of  the  period  which  should  elapse  before  the  applica- 
tion of  the  bituminous  material  depends  upon  the  kind  and  amount  of  traffic, 
the  character  of  the  crust,  and  the  time  of  the  year  when  the  roadway  is 
completed.  For  example,  this  period  must  usually  be  short,  if  the  road- 
way is  composed  of  trap  rock,  is  completed  in  August  and  is  subjected  to  a 
traffic  of  more  than  300  high-speed  motor  vehicles  per  day;  otherwise  the 
roadway  will  ravel  due  to  the  particles  of  the  crust  not  being  thoroly  bound 
together,  dry  climatic  conditions  and  the  disintegrating  effects  of  the  traffic. 
If,  on  the  other  hand,  the  roadway  of  a  residential  street  was  constructed 
of  trap  rock  in  June,  and  was  subjected  to  local  traffic,  treatment  with  a 
bituminous  material  probably  could  be  postponed  for  1  year.  If  it  is 
impracticable  to  postpone  the  surface  treatment,  special  caro  should  be 
taken  to  secure  a  maximum  consolidation  of  the  crust  of  the  roadway  by 
puddling  and  rolling. 

Effect  of  Size  of  Road  Metal  of  Wearing  Course.  It  is  apparent  that 
the  character  of  the  cleaned  surface  will  be  affected  by  the  method  which 
was  used  in  the  original  construction  of  the  roadway.  If  the  practice  of 
French  engineers  in  using  large-size  stone  varying  from  1  to  2>£  in  in  longest 
dimensions  for  the  top  course  of  a  broken  stone  road  is  followed,  and  the 
stone  is  hard  and  tough,  the  desired  surface  can  be  easily  secured.  The 
surfaces  of  the  large  stones  in  such  a  roadway  are  easily  cleaned  by  brushing 
without  the  dislodgment  of  stones  in  the  surface.  A  clean  mosaic  surface  is 
of  the  utmost  importance  from  the  standpoint  of  the  formation  of  a  satis- 
factory bond  between  the  broken  stone  and  the  bituminous  material.  The 
maintenance  of  bituminous  surfaces  on  wearing  courses  of  large  broken  stone 
is  economical,  since  after  the  bituminous  surface  wears  away  in  spots,  the 
mechanically  interlocked  large  stones  will  of  themselves  generally  have 
sufficient  stability  to  withstand  the  effects  of  traffic  until  retreated. 

On  the  other  hand,  if  the  top  course  of  a  broken  stone  road  has  been  con- 
structed of  a  product  varying  in  size  from  K  to  1  K-in  material,  it  will  be* 
very  difficult,  if  not  impossible,  in  the  esse  of  soft  stone,  to  secure  an  even, 
clean  surface.  Even  after  thoro  brushing,  a  film  of  impalpable  dust  usually 
covers  the  surface  of  the  roadway.  During  hard  brushing  small  depressions 
will  probably  be  formed  by  the  displacement  of  pockets  of  dust  and  the 
smaller  sises  of  stone.  Furthermore,  the  wheels  of  vehicles  may  adhere 
to  the  bituminous  material  and  thus  tear  up  the  small  mineral  matter 
adhering  to  it.  As  soon  as  the  bituminous  surface  wears  out  in  spots,  rapid 
disintegration  of  the  exposed  broken  stone  or  gravel  surface,  with  the  con- 
sequent formation  of  pot-holes,  is  apt  to  occur. 

Dry  and  Damp  Roadway  Surfaces.  When  the  bituminous  material  is 
applied  the  roadway  surface  should  be  bone  dry.  If  the  surface  is  damp 
it  will  be  difficult  to  secure  a  good  bond.  If  the  surface  is  slightly  damp 
when  asphaltic  oils  or  tars  are  applied  without  being  heated,  some  engineers 
believe  that  better  results  may  ensue  because,  in  their  opinion,  a  more 
even  distribution  and  adhesion  of  the  material  are  obtained  than  when  the 
surface  is  dry. 

Richardson  (16c)  offers  the  following  explanation  in  support  of  the  contention 
that  oil  adheres  better  to  the  surface  of  a  watered  macadam  road  than  to  a  dry  road. 
"There  is  always  a  slight  coating  of  dust  adhering  to  the  surface  stone,  which  pre- 
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vents  adhesion.  If,  however,  the  surface  is  sprinkled  before  the  application  of  the 
oil,  it  converts  this  dust  into  a  paste.  The  dust  is  the  detritus  of  the  rock,  and,  like 
clay,  it  is  more  or  less  colloidal.  The  result  is  that  the  dust  in  this  condition  will 
emulsify  with  the  oil  when  the  latter  is  applied  to  the  surface  and  will  mix  with  it  so 
readily  that  the  bitumen  will  come  in  contact  with  the  rock,  and,  after  the  evaporation 
of  the  water,  will  adhere  perfectly.  Clay  and  water  will  mix  with  any  kind  of  asphaltic 
oil,  and  with  the  greatest  facility.  A  great  deal  of  it  has  been  used  on  roads  in  Ger- 
many for  distributing  oil  as  an  emulsion.  The  clay  and  water  are  mixed  with  the  ail, 
put  into  the  watering-cart,  and  sprayed  on  the  road." 

Conclusion,  Am.  Soc.  C.  E.  Spec.  Com.  Mat.  Road  Cons.  (16f)-  "The  success  of 
surface  applications  is  proportionate  to  the  adhesion  obtained  by  the  bituminous 
material  to  the  old  roadway  surface,  and  such  degree  of  cleanliness  of  the  latter  must 
be  had,  by  means  of  sweeping  or  other  methods,  as  will  insure  a  proper  degree  of  ad- 
hesion.   The  roadway  surface  should  be  dry  when  the  bituminous  material  is  applied." 

Methods  of  Application  of  Bituminous  Materials.  Distribution  of  the 
bituminous  material  is  accomplished  by  two  methods.  Flow  by  gravity 
is  utilized  in  one  method  and  mechanical  pressure  in  the  other.  The  use 
of  gravity  distributors  has  not  been  developed  to  its  fullest  extent  in  America, 
in  that  the  use  of  mechanical  brushes  or  the  brushing  of  the  material  into 
the  road  by  hand  brooming  has  never  been  adopted  extensively.  By  brush- 
ing after  gravity  distribution,  it  is  possible  to  distribute  uniformly  V4  to  1/5 
gal  per  sq  yd  of  many  of  the  bituminous  materials  used  for  the  construction 
of  bituminous  surfaces.  In  some  cases,  when  the  distribution  is  accom- 
plished by  hand  brooming,  the  adhesion  of  the  material  to  the  road  metal  is  as 
good  as  when  the  material  is  applied  under  pressure.  The  advantages 
claimed  for  pressure  distributors  are :  Aid  in  cleaning  the  surface  of  the  road- 
way, even  application,  distribution  of  small  amounts  per  square  yard, 
satisfactory  adhesion  obtained  between  the  bituminous  material  and  the 
surface  of  a  clean,  dry  roadway,  and  rapid  and  economical  distribution. 

Conclusion,  Am.  Soc.  C.  E.  Spec.  Com.  Mat.  Road  Cons.  (16g).  "The  bituminous 
material,  in  all  cases,  should  be  applied  by  a  pressure  distributor  designed  so  that  the 
material  will  be  spread  uniformly  and  with  a  pressure  of  not  less  than  20  or  more 
than  75  lb  per  sq  in." 

Fulweiler  (16c)  has  presented  the  following  discussion  relative  to  pressure  distri- 
bution: "If  a  heavy  pressure  is  used,  it  will  apparently  atomize  the  bituminous 
material,  and  when  this  happens,  it  ceases  to  strike  the  road  with  that  necessary,  direc- 
tional velocity  which  blows  the  dust  away  as  the  material  is  distributed.  The  nozzles 
of  the  machine  with  which  the  speaker  is  most  familiar  are  similar  to  the  flat  top  Bray 
burners  used  for  illuminating  gas.  As  they  leave  this  nozzle  the  two  streams  of 
material  impinge  on  each  other  and  form  a  flat  sheet  or  spray  of  material  at  right 
angles  to  the  original  plane  of  the  two  streams.  The  amount  of  pressure  used  modules 
the  shape  of  the  spray.  As  the  pressure  is  increased  the  sheet  of  material  strikes 
the  road  with  increasing  force,  and  blows  the  dust  from  the  surface  very  effectively. 
If  the  pressure  is  increased  still  further,  a  point  will  be  reached  that  will  cause  the 
lower  edges  of  the  spray  to  open  or  separate,  and  at  this  point  the  material  has  become 
atomized.  From  this  point  a  further  increase  in  pressure  will  more  completely  atomise 
the  material  until  finally  it  is  all  in  that  condition  as  it  leaves  the  nozzle  and  reaches 
the  road  in  minute  drops  rather  than  a  solid  sheet,  actually  defeating  the  desired 
scrubbing  action  on  the  surface/' 

Crosby  (16c)  states  that  "The  adhesion  of  a  bituminous  material  to  a  stone  or  con- 
crete surface  may  be  increased  by  the  use  of  a  pressure  distributor.  The  pressure 
machine  seems  to  act  like  the  cement  gun  when  used  on  dirty  steel,  because  the  sand 
blown  thru  the  gun  against  the  steel  cleans  off  the  dirt  and  allows  a  good  adhesion 
of  the  cement.  In  the  same  way,  the  pressure  distributor  seems  to  obliterate  the 
dust  film,  between  the  stone  or  concrete  and  the  pitch,  which  nullifies  the  adhesiveness 
(st  tK*  i«"-«r.  at  least,  where  it  has  often  been  difficult  to  obtain  adhesiveness  under 
"Plication,,  the  results  have  been  entirely  satisfactory  where  the  same 
>  been  ftpplied  under  pressure/' 
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Amount  of  Bituminous  Material.    As  a  general  rule  from  M  to  M  sal 

per  sq  yd  is  used  for  the  first  treatment,  preferably  in  two  applications. 

The  amount  applied  per  treatment  depends  upon  the  kind  of  bituminous 

material,  the  character  and  condition  of  the  surface,  and  the  details  of  the 

method  of  application.     For  example:  A  smooth  surface  composed  of  large 

sized,  tough,  hard  stone  and  well  compacted  by  traffic,  would  require  from 

0.25  to  0.35  gal;  for  a  somewhat  rough  surface  of  stone  having  a  medium 

toughness  and  hardness  and  recently  resurfaced,  it  would  be  necessary  to  use 

from  0.35  to  0.5  gal  per  sq  yd  to  form  a  satisfactory  thin  bituminous  surface. 

Penn.  State  Highway  Dept.  Practice  by  Biles  (17).    "The  following  is  intended  as  a 

guide  for  the  amount  to  be  used  under  various  conditions:  If  the  surface  of  the  road  is 

nude  up  of  pieces  of  ballast  size  stone  (2  to  3-in)  from  which  traffic  has  removed  all 

the  fine  material,  leaving  large  surface  voids  between  the  stones,  enough  of  the  bitumi- 

nouB  material  must  be  applied  so  that  it  will  flush  up  level  to  the  top  of  the  large  pieces 

of  stone  and  firmly  bind  in  the  chips  and  gravel  which  will  lay  in  the  crevices  between 

the  stones.    If,  on  the  other  hand,  the  surface  of  the  road  is  equally  clean,  but  traffic 

has  not  removed  the  fine  particles  between  these  stones  to  the  same  extent  and  the 

crevices  between  them  are  consequently  smaller,  then  a  somewhat  smaller  amount 

of  bituminous  material  should  be  used,  since  an  excess  will  again  flow  off  the  road. 

In  treating  a  road  which  has  recently  been  resurfaced,  it  will  be  found  often  that  even 

after  all  the  screenings  and  fine  materials  have  been  swept  from  the  top  of  the  road 

leaving  the  large  stones  bare,  there  will  still  be  a  certain  amount  of  dust  and  fine  material 

between  the  stones  which  had  not  yet  been  compacted  thoroly  by  traffic  and  which 

will  absorb  the  bituminous  material  like  a  blotter,  leaving  only  a  brown  stain  in  these 

spaces.     In  such  cases,  the  amount  of  application  must  be  increased  until  this  fine 

material  is  well  saturated  and  there  is  enough  of  the  bituminous  material  near  the 

surface  of  the  road  to  bind  thoroly  the  covering  of  the  chips  or  pea  gravel." 

FulweOer  (16c)  states  that "  When  the  steel-tire  traffic  becomes  pronounced  on  a  road 
or  street,  the  thinnest  possible  surface  treatment  seems  to  give  the  best  results.  If 
it  is  attempted  to  apply  a  cold  material  with  a  gravity  dist  ibutor,  it  is  very  difficult 
to  pat  on  much  less  than  Yi  gal  per  sq  yd.  If  a  pressure  distributor  is  used,  a  very 
much  smaller  quantity  can  be  applied.  If  a  total  of  about  %  gal  per  sq  yd  is  put  on 
in  three  separate  applications,  the  result  is  apparently  quite  as  desirable  as  with  the 
single  application  of  H  g*l  with  the  gravity  sprinkler,  and  it  is  much  more  uniform. 
In  this  way,  if  a  spot  is  missed  on  the  first  application,  the  second  treatment  covers 
it,  or  if  it  is  missed  on  the  second  treatment,  the  third  treatment  covers  it.  By  applying 
three  coats  and  by  allowing  8  or  10  hr  for  each  coat  to  set,  the  best  results  are  obtained, 
and  H  gal  per  sq  yd  is  saved.  It  does  not  cost  any  more  to  apply  the  material  in  this 
way;  it  simply  means  that  the  distributor  is  driven  over  a  greater  distance,  and  the 
actual  time  consumed  in  applying  the  material  is  not  the  important  factor.  The  time 
is  lost  mainly  in  loading  the  distributor,  hauling  it  to  the  road,  and  getting  it  ready 
for  work." 

Application  of  Top  Dressing.  The  superficial  coat  of  bituminous  ma- 
terial is  usually  covered  with  either  coarse  sand,  fine  gravel,  or  stone  chips 
varying  from  J^  to  )/%  in  in  longest  dimensions.  Material  containing  clay 
should  not  be  used  as  disintegration  may  result  by  the  emulsifying  of  the 
clay  and  water  on  the  bituminous  surface.  The  amount  of  sand,  stone  chips, 
cr  gravel  used  per  square  yard  depends  upon  the  quantity  and  kind  of  the 
bituminous  material,  and  the  character  of  the  surface  of  the  roadway. 
From  5  to  22  lb  per  sq  yd  have  been  used  satisfactorily  for  thin  bituminous 
surfaces:  5  to  12  lb  for  from  0.1  to  0.25  gal  per  sq  yd  of  bituminous  material; 
10  to  17  lb  for  0.25  to  0.35  gal;  and  15  to  22  lb  for  from  0.35  to  0.5  gal. 

Top  dressing  is  distributed  by  hand  and  machine  methods.  In  the 
machines  employed  for  this  purpose,  the  mineral  matter  falls  on  a  revolving 
cone  beneath  the  body  of  the  wagon  and  is  thus  uniformly  spread  over  the 
surface.  If  the  covering  is  distributed  by  hand,  the  material  should  be 
placed  in  piles  from  25  to  50  ft  apart  alongside  the  roadway  prior  to  the 
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application  of  the  bituminous  material.    A  gang  ef  10  spreaders  working 
efficiently  can  cover  from  12  000  to  20  000  sq  yd  per  day  of  8  hr. 

Peon.  State  Highway  Dopt  Specifications  for  Covering  Material  (17).  "Pea  grave] 
■hall  be  composed  of  hard,  tough,  durable  pebbles,  free  from  loam,  silt,  clay  or  other 
foreign  substances,  and  100%  shall  pass  thru  a  >$-in  screen:  36  to  60%  shall  pan 
thru  a  >i-in  screen;  10  to  20%  shall  pass  thru  a  H-in  screen;  and  not  over  10%  ahaB 
pass  thru  a  10-mesh  sieve. 

"Stone  chips  shall  consist  of  trap  rock  or  other  approved  stone  equally  as  hard, 
tough  and  durable,  newly  broken,  with  sharp  edges,  and  of  uniform  quality  thraout, 
free  from  dirt  or  disintegrated  stone  or  screenings  or  other  foreign  matter.  They  shall 
be  of  such  size  as  to  pass  a  %-in  screen,  with  the  larger  sizes  predominating,  and  shall 
be  free  from  dust." 

Conclusion  Am.  Soc.  C.  E.  Spec.  Com.  Mat.  Road  Cons.  (16g).  "After  the  bitu- 
minous material  is  applied  it  should  be  covered  immediately  with  the  toughest  grit 
obtainable  that  will  pass  thru  a  screen  with  openings  not  less  than  %  in  nor  gnemu»r 
than  H  in,  just  enough  of  such  material  being  used  to  cover  the  bituminous  material- 
It  is  advantageous,  but  not  entirely  necessary,  to  roll  with  a  steam  roller  after  the 
application  of  the  grit." 

French  Practice  of  Constructing  Tar  Surfaces  on  Broken  Stone)  Roads 
(55),  as  reported  to  the  3rd  Int.  Road  Cong.,  is  as  follows: 

It  consists  of  spraying  during  dry  and  hot  weather  the  previously  clean-swept  road 
with  fluid  tar  heated  to  70°  C  (168°  F)  at  least,  or  with  a  heavy  tar  oil  from  coal.  The 
tar  penetrates  Into  the  joints  of  the  stone  and  incorporates  itself  with  the  road  to  a 
depth  not  exceeding  2  to  3  cm  (0.8  to  1.2  in).  The  dressing  of  tar  per  sq  m  varies 
from  0.8  to  1.5  kg  (1.34  to  2.6  lb  per  sq  yd)  or  even  more,  up  to  2.6  kg  (4.2  lb)  in  cer- 
tain cases,  the  heavier  dressing  being  in  the  case  of  original  tarring,  and  the  lighter  in 
the  case  of  subsequent  maintenance. 

British  Practice  of  Constructing  Tar  Surfaces  on  Broken  Stone  Roads 
is  fully  covered  in  the  specifications  (see  Art.  8)  adopted  by  the  Road 
Board  of  England. 

Connecticut  Practice  in  the  Construction  of  Asphaltic  Oil  Carpets  on 
Gravel  Roads  by  C.  J.  Bennett,  Highway  Commissioner.  "  Bituminous 
carpets  on  gravel  roads  are  of  two  classes,  applied  cold  or  hot.  It  may  be, 
however,  assumed  that  for  a  gravel  road  carefully  built,  a  cold  treatment 
either  of  oil  or  tar  will  give  better  results  than  the  hot  treatment,  since 
the  treatments  may  be  more  frequently  renewed  and  a  great  number  can 
be  made  before  the  road  needs  reconstruction.  On  the  other  hand,  a  hot 
carpet  is  of  itself  more  stable  and  will  last  a  considerable  length  of  time. 
Any  of  the  bituminous  carpets,  however,  are  liable  to  roll  up  and  mud  up 
in  wet  weather  and  should  be  only  used  with  great  care,  particularly  as 
to  the  character  and  amount  of  material  applied  and  the  method  of  applica- 
tion. In  no  case,  should  the  amount  exceed  \i  gal  per  sq  yd  of  surface 
treated  per  application.  It  is  far  better  to  make  repeated  applications  than 
to  put  on  too  much  at  once.  These  carpets  should  be  covered  with  proper 
clean  covering  material,  either  sand,  coarse  sand,  gravel  or  stone  chips  in 
such  a  manner  as  to  completely  cover  the  surface  of  the  road  and  to  pro- 
vide sufficient  material  so  that  the  bituminous  material  contained  in  the 
carpet  should  not  exceed  15%  by  weight  of  the  total  carpet  covering. 
Care  should  be  taken  that  a  proper  bond  is  formed  between  the  carpet 
and  the  road  body.     This  may  be  done  by  sweeping  exceedingly  clean." 

Mass.  Highway  Comm.  Sand  and  Oil  Layer  Method  of  constructing  a 
bituminous  surface  on  a  roadway  of  sand  is  described  in  detail  in  the  speci- 
fications contained  in  Art.  8. 

"-  Commission  states  (48)  that  "these  can  he  used  only  where  a  sand  of  the 

-••allty  is  available,  and  under  present  methods  can  be  used  only  where  the 

mostly  light  teams  and  automobiles;  they  will  not  stand  up  if  they  are  used 
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by  many  heavily  loaded  teams  every  day.  The  layer  roads  are  more  easily  rutted 
by  teams  than  are  the  mixed  roads,  for  two  reasons:  First,  one  cannot  use  as  heavy  a 
quality  of  asphaltic  oil  because  it  cannot  be  made  to  mix  with  the  cold  sand;  second, 
because  by  the  layer  method  one  can  never  secure  as  even  a  mixture  of  the  sand  and 
on  on  every  part  of  the  road. 

"The  traffic  that  has  been  carried  successfully  as  shown  by  the  traffic  census  taken  in 
1909, 1912  and  1916  is  about  as  follows,  the  figures  being  the  average  daily  traffic:  East- 
ham,  1906  road,  layer  method;  20  heavy  teams,  17  light  teams  and  253  automobiles." 

Maryland  Method  of  Constructing  Large  Mileage  Under  One  Contract,  as 
described  by  Fulweiler  (16e),  is  as  follows: 

"In  the  organization  for  re-surfacing,  where  a  considerable  amount  of  this  work 
is  to  be  done,  attention  is  called  to  a  plan  by  which  a  very  large  amount  of  such  work 
has  been  done  on  the  State  roads  in  Maryland.  Under  this  plan  the  State  furnishes 
and  applies  the  necessary  stone  covering,  purchasing  the  stone  and  having  it  delivered 
ki  pilea  along  the  road-eide  in  the  early  spring,  when  the  price  of  teams  is  quite  low. 
From  a  schedule  prepared  by  the  State  engineers,  showing  the  location  of  the  roads 
to  be  treated,  a  price  is  agreed  on,  and  a  contract  drawn  up  whereby  the  manufacturer 
of  the  material  agrees,  for  a  unit  price  per  square  yard,  to  sweep  surfaces  which  have 
been  previously  treated  with  bituminous  material,  and  also  surfaces  which  have  not 
been  thus  treated,  and  a  unit  price  per  gallon  for  applying  the  material,  at  the  ap- 
proximate rate  shown  on  the  schedule.  In  the  contract  for  1913,  it  was  specified  that 
all  work  should  be  completed  before  July  31,  with  a  penalty  clause  of  $25  per  day  for 
every  day  that  this  time  was  exceeded.  There  was  a  further  clause  in  which  the  com- 
pany agreed  to  pay  the  State  $25  per  day  for  every  day  that  it  was  delayed  thru  break- 
downs or  the  failure  of  material  to  arrive,  and  the  State  agreed  to  pay  the  company  the 
same  amount  for  every  day  that  it  delayed  the  application  of  the  material  thru  in- 
ability to  cover  it.  This  contract  involved  some  84  pieces  of  road  in  nine  counties  of 
the  eastern  shore  of  Maryland,  amounting  to  about  118  miles,  and  containing  976  071 
sq  yd.  On  this  was  applied  342  785  gal  of  material,  at  a  rate  varying  from  ^to^pl 
per  sq  yd,  and  averaging  0.366  gal  per  sq  yd.  This  was  covered  with  stone  chips 
averaging  12  lb  per  sq  yd. 

"Two  motor  trucks  were  used  in  this  work,  and  they  arrived  about  May  26th,  altho, 
owing:  to  bad  weather  and  some  delay  in  organizing  the  gangs,  work  was  not  com- 
menced until  May  28th.  One  truck  finished  practically  half  of  the  work  on  Jury  18th, 
and  the  other  finished  on  July  80th.  The  State  maintained  two  gangs,  of  12  men 
each,  each  under  an  inspector,  for  applying  the  stone  chips,  the  company  sweeping 
the  roads  and  furnishing  and  applying  the  binder. 

"Practically  this  same  form  of  contract  had  been  in  force  during  1912,  but  during 
that  year  the  work  was  not  laid  out  according  to  schedule,  and  the  trucks  frequently 
had  to  make  long  jumps  between  the  different  pieces  of  work.  This  caused  consider- 
able loss  of  time,  which  was  furthermore  augmented  by  difficulty  in  securing  proper 
labor.  As  the  result  of  the  experience  of  1912,  the  work  was  laid  out  more  system- 
atically in  1918,  and  men  composing  the  covering  gang  in  one  case  were  held  thruout 
the  season.  The  effect  of  having  experienced  men  for  covering  is  well  brought  out  in 
the  following  table,  which  summarises  the  operations  of  the  2  years,  the  time  being 
given  in  truck-days.  In  1913  the  decrease  in  time  lost  in  transit,  repairs,  and  delays,  is 
quite  striking,  as  is  the  average  increase  in  the  quantity  applied  per  day."     See  Art.  8. 


Sunday  and  holidays 

Repairs  and  delays 

Ra&T. 

Transit 

Applying  material 

Total  elapsed  days , 

Percentage  of  days  worked 

Percentage  of  days  material  applied 

Average  number  of  gallons  applied  per  day 

Average  number  of  square  yards  treated  per  day 


1912 


1913 


21 

20 

22 

6 

5 

9 

34 

18 

57 

72 

138 

126 

66% 
41.6% 

57. 1% 

2  860 

4  760 

8  230 

13  560 
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8.    Specifications  for  Construction 

Am.  Soc.  Mun.  Imp.  1917  Specifications  for  Hot  Tar  Surface  Treatments, 

are  as  follows: 

"  Description  of  Bituminous  Surface.  The  bituminous  surface  shall  consist  of  one 
application  of  refined  tar  covered  with  a  layer  of  No.  1  broken  stone  (passing  thru 
H-in  and  over  M-in  screen)  constructed  as  hereinafter  specified. 

"  Refined  Tar.  Refined  tar  used  in  the  construction  of  the  bituminous  surface  shall 
conform  with  either  one  of  the  specifications  covering  the  chemical  and  physical  prop* 
erties  of  refined  tars  included  under  the  item  entitled  '  Refined  Tars  for  Surface  Treat- 
ments.'   See  Art  5. 

"  Heating  Refined  Tar.  The  refined  tar  shall  be  heated  in  kettles  or  tanks  so  de- 
signed as  to  admit  of  even  heating  of  the  entire  mass,  with  an  efficient  and  positive 
control  of  the  heat  at  all  times.  It  shall  be  heated  as  directed  by  the  Engineer  to  a 
temperature  between  98°  C  (200°  F)  and  121°  C  (250°  F).  All  refined  tar  heated 
beyond  121°  C  (250°  F)  shall  be  rejected.  No  tar  shall  be  heated  in  kettles  or  tanks 
containing  any  oil  or  asphalt  cement.  Before  changing  from  one  type  to  another, 
kettles  or  tanks  shall  be  scrupulously  cleaned  in  order  to  avoid  mixtures  of  the  two. 
Any  mixtures  of  different  kinds  of  bituminous  materials  shall  be  rejected. 

"  Thermometers  Furnished  by  Contractors.  The  Contractor  shall  provide  a  suffi- 
cient number  of  accurate,  efficient,  stationary  thermometers  for  determining  the 
temperature  of  the  refined  tar  in  kettles  or  tanks. 

"  Preparation  of  Surface  of  Road.  Prior  to  the  application  of  the  refined  tar,  the  surface 
of  the  broken  stone  road,  when  thoroly  dry,  shall  be  swept  clean  of  all  dust,  dirt  or  other 
loose  material  with  horse  or  power-drawn  brooms  and  bass  or  other  fine  fiber  brooms,  or 
with  stiff  fiber  band  brooms  and  bass  or  other  fine  fiber  brooms,  u  directed  by  the  Engi- 
neer. When  the  cleaning  is  completed  the  upper  surface  of  the  No.  8  broken  stone  (pass- 
ing over  IK ->n  and  thru  2^-in  screen)  shall  be  exposed,  forming  a  clean  mosaic  surface. 

"Application  of  Refined  Tar.  After  the  surface  shall  have  been  cleaned  to  the 
satisfaction  of  the  Engineer,  and  when  thoroly  dry,  the  refined  tar  shall  be  uniformly 
applied  over  the  prepared  surface  of  the  road  by  means  of  a  pressure  distributor  as 
hereinafter  specified  (see  Art.  6)  and  in  accordance  with  the  directions  of  the  Engineer. 
The  refined  tar,  when  applied,  shall  have  a  temperature  between  93°  C  (200°  F)  and 
121°  C  (250°  F).  The  total  amount  of  refined  tar  to  be  used  in  the  construction  of  the 
bituminous  surface  shall  be  applied  in  one  application  and  shall  not  be  less  than  H  nor 
more  than  H  gal  per  sq  yd,  the  precise  quantity  being  determined  by  the  Engineer. 

"Application  of  No.  1  Broken  Stone.  Immediately  after  the  application  of  the 
refined  tar,  a  layer  of  dry  No.  1  broken  stone,  not  to  exceed  %  in  in  thickness,  shall 
be  spread  and  broomed  as  directed  by  the  Engineer  over  the  surface  of  the  refined 
tar  and  shall  be  at  once  rolled  as  directed  by  the  Engineer  with  a  roller  weighing  be- 
tween 8  and  15  tons. 

"  Seasonal  and  Weather  Limitations.  No  refined  tar  shall  be  applied  when  the  air 
temperature  in  the  shade  is  below  10°  C  (50°  F),  except  by  the  written  permission  of 
the  Engineer. 

"  Measurement  and  Payment.  The  quantity  of  broken  stone  road  with  bituminous 
surface  to  be  paid  for  under  this  item  shall  be  the  number  of  square  yards,  measured 
horizontally,  satisfactorily  completed  in  accordance  with  the  specifications.  The  pries 
stipulated  in  this  item  shall  include  the  furnishing,  crushing  and  screening  of  the 
different  sizes  of  broken  stone,  the  placing,  rolling  and  watering  of  the  broken  stone* 
the  heating  and  distributing  of  the  refined  tar,  and  all  materials,  work  and  expenses 
incidental  to  the  completion  of  the  broken  stone  road  with  bituminous  surface  except 
the  furnishing  of  the  refined  tar,  which  will  be  included  for  payment  under  the  item 
entitled  'Refined  Tars  for  Surface  Treatments.1  " 

The  General  Directions  and  Specifications  Relating  to  Hot  Tar  Treatment 
of  Roads,  Adopted  by  the  Road  Board  of  England,  arc  as  follows: 

"1.  Surface  tarring  may  be  advantageously  applied  either  to  an  old  road  surface 
in  good  condition  or  to  a  new  surface  after  it  has  been  consolidated  and  dried,  but  the 

-~*ng  should  never  be  carried  out  unless  the  road  is  thoroly  dry.     If  there  are  any 

~sions,  pot-holes,  waves,  grooves,  or  other  irregularities,  these  should,  as  far  as 

able,  be  made  good  before  tarring  is  commenced,  so  as  to  provide  an  even  surface. 
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2.  Fainting  and  spraying  machines  get  thru  the  work  of  tarring  mors  rapidly  than 
application  by  hand,  and  consequently  are  to  be  recommended,  but  hand  work  gives 
satisfactory  results,  and  the  selection  of  the  method  to  be  employed  must  be  largely 
determined  by  the  available  supply  of  efficient  labor. 

3.  If  it  is  intended  to  tar  an  old  surface  it  is  advisable  to  take  advantage  of  the 
early  months  of  the  year  to  scrape  or  brush  the  road  during  wet  weather  as  a  prepara- 
tion for  subsequent  tarring,  and  especially  to  keep  the  road  free  from  caked  mud. 

4.  If  the  crust  of  a  road  is  thin  at  the  sides,  but  adequate  in  the  center,  the  aides 
should  be  strengthened  and  consolidated  before  application  of  tar  to  the  surface. 

5.  In  resurfacing  any  road  the  surface  of  which  is  afterwards  to  be  tarred,  stone 
chipping*,  and  not  fine  material,  should  be  used  for  binding. 

6.  The  road  whilst  being  tarred  should  be  closed  to  traffic  over  half  its  width,  or 
where  practicable,  over  its  whole  width. 

7.  The  road  should  be  thoroly  brushed  and  cleaned  before  application  of  the  tar. 
Wet  brushing  should  be  used  sometime  previous  to  dry  brushing,  if  there  is  any  caked 
mud.  Any  method  of  brushing  may  be  used  which  will  scour  and  clean  the  road 
thoroly,  the  best  being  horse  brushing,  followed  by  hand  brushing. 

8.  Tar  should  be  used  for  surface  tarring  which  complies  with  either  Road  Board 
Specification  for  Tar  No.  1  or  Road  Board  Specification  for  Tar  No.  2,  but  if  the  heavier 
grade  of  the  tar  is  used,  care  should  be  taken  to  apply  it  only  when  the  road  is  dry  and 
well  warmed  by  the  sun's  rays,  otherwise  it  will  not  flow  freely.    See  Art.  6. 

9.  The  tar  should  be  heated  to  it*  boiling  point  at  convenient  positions  on  the  works, 
and  should  be  applied  as  hot  as  possible,  so  that  it  may  flow  freely.  The  desired  tempera* 
tare  will  be  generally  found  in  practice  to  lie  between  104°  and  116°  C  (220°  and  240° 
F)  for  Tar  No.  1,  and  between  127°  and  138°  C  (260°  and  280°  F)  for  Tar  No.  2. 

10.  In  order  that  the  tar  should  be  applied  to  the  road  as  hot  as  possible,  it  is 
advisable  if  the  method  of  application  is  by  hand,  to  use  flexible  pipes  to  convey  the 
tar  from  the  boiler  to  the  point  of  application.  If  these  are  not  available  it  will  be 
found  convenient  in  case  of  hand  pouring,  to  use  8-gal  cans  specially  constructed  for 
the  purpose,  fitted  with  spouts  leading  direct  from  the  bottom  of  the  cans,  and  being 
not  less  than  1 H  in  in  diameter  at  the  orifice. 

11.  Immediately  on  application,  the  liquid  tar  should  be  brushed  so  far  as  neces- 
sary to  ensure  regularity  in  thickness  of  the  coating. 

12.  The  quantity  of  tar  required  will  vary  according  to  the  physical  conditions 
of  the  road,  but  generally,  in  the  case  of  a  road  to  be  treated  with  tar  for  the  first 
time,  the  quantity  should  be  1  gal  to  coat  from  5  to  7  sq  yd. 

13.  If  the  road  must  be  opened  for  traffic  before  the  tar  has  set  hard,  grit  should 
be  spread  on  the  surface  to  prevent  the  tar  from  adhering  to  the  wheels  of  vehicles, 
but  gritting  should  be  delayed  as  long  as  possible,  and  the  quantity  of  gritting  material 
to  be  spread  should  be  no  more  than  sufficient  to  prevent  the  tar  from  adhering  to 
wheels.  Stone  chippings,  crushed  gravel,  coarse  sand,  or  other  approved  material, 
free  from  dust,  not  larger  than  will  pass  thru  a  Ji-in  square  mesh  should  be  used  for 
gritting,  in  quantity  not  exceeding  1  ton  for  800  to  860  sq  yd  if  grit  is  used,  and  1 
ton  for  200  to  260  sq  yd  if  coarse  sand  is  used. 

14.  Precautions  should  be  taken  to  prevent  liquid  tar  passing  directly  thru  drain- 
age gratings  or  outlets. 

15.  For  the  safety  of  the  public  precautions  should  be  taken  by  lighting,  watching, 
and  warning.  Notice  boards  should  be  placed  in  suitable  positions.  It  is  specially 
desirable  to  place  warning  notices  at  points  in  the  neighborhood  of  the  work  where 
other  roads  join  or  cross  the  road  being  tarred,  to  enable  motorists  and  cyclists  to 
•void  the  obstructed  road  by  taking  any  available  alternative  route. 

16.  On  heavily  trafficked  roads  it  is  advisable  to  apply  a  second  coat  to  either 
the  whole  width  .or  from  9  to  12  ft  of  the  center  of  the  road  in  quantity  of  1  gal. to 
coat  from  8  to  10  sq  yd  about  2  to  8  months  after  the  first  application. 

17.  Surface  tarring  should  be  renewed  annually  on  all  important  roads,  and  as 
required  on  roads  with  light  traffic.  On  such  re-coatings  the  quantity  of  tar  to  be 
applied  will  vary  with  the  extent  to  which  the  previous  coating  of  tar  has  been  removed 
by  weather  or  by  traffic. 

18.  Two  or  more  samples  of  the  tar  used  should  in  all  cases  be  kept  in  quart  tin 
cans,  and  be  carefully  labelled,  including  particulars  fixing  the  locality  or  length  of 
the  road  on  which  the  tar  was  used.    The  Road  Board  will  arrange  with  the  National 
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Phytic*]  Laboratory  to  submit  a  selection  of  time  wmpto  to  a  series  of 

and  physical  tests  with  a  view  to  the  results  beta*  recorded  for  future  reference,  aa 

surveyors  will  from  time  to  time  be  invited  to  send  samples  for  the  purpose. 

19.  In  all  cases  careful  record  should  be  kept  of  the  condition  of  the  road  surfaces  I 
winter  and  summer,  both  before  and  after  tarring,  the  quantity  and  quality  of  tar  used 
the  superficial  area  covered,  the  state  of  the  weather  when  the  work  is  being  don 
the  time  occupied  in  actual  work,  and  in  waiting  whilst  work  is  stopped  owing  to  wi 
weather,  the  number  of  men  employed,  and  full  details  of  the  cost  of  labor  and  materia 

20.  Surveyors  are  invited  to  send  records  to  the  Road  Board  to  be  classified  and  put 
fished  for  general  information.     Forms  for  these  records  will  be  supplied  by  the  Board 

21.  Surveyors  are  recommended  to  have  samples  of  the  tar  supplied  to  them  undt 
contracts  properly  tested  by  a  qualified  analytical  chemist." 

Md.  State  Roads  Comm.  1917  Specifications  for  Tar  and  Oil  for  Cold  As 
plication  are  as  follows: 

"  Sweeping.  The  road  surface  shall  be  swept  with  a  rotary  rattan  broom  draw 
cither  by  horse  or  motor  power  in  such  a  manner  as  to  remove  from  the  surface  al 
•dirt  or  other  foreign  materials,  and  should  the  rotary  sweeper  not  remove  all  the  (fit 
or  foreign  material,  giving  a  clean  surface,  then  the  contractor  will  be  required  & 
scrape  the  foreign  material  from  the  surface  with  hoes  or  other  tools,  and  cleanly  sweej 
it  with  rattan  brooms  by  hand. 

"Applying  the  Material.  No  material  shall  be  distributed  except  by  a  motor 
drawn  pressure  distributor  of  a  type  satisfactory  to  the  engineer,  and  no  materia 
shall  be  applied  when  the  surface  is  wet,  frosty,  or  when,  in  the  opinion  of  the  inspects) 
it  is  unfit  to  receive  the  application.  All  material  will  be  applied  at  the  rate  specified 
by  the  inspector,  but  in  no  case  is  more  than  \{  gal  of  material  to  the  square  yard  tt 
be  applied  to  the  surface  in  one  application  and  where  H  gal  per  sq  yd  is  applied,  1 
shall  be  put  on  in  two  applications.  When  two  applications  are  specified,  all  $he  atom 
chips  shall  be  evenly  and  uniformly  distributed  over  the  surface  as  herefflunder  sped 
fied,  after  the  first  application  of  oil  or  tar  has  been  made,  and  then  the  second  sp 
plication  shall  be  made,  but  in  no  case  shall  more  than  24  hr  elapse  between  the  fir* 
and  second  application  of  the  oil  or  tar.  In  order  that  the  traveling  public  may  bi 
accommodated  as  much  as  possible,  the  contractor  will  apply  the  oil  to  one-half  of  tin 
road  surface  at  a  time,  and  as  soon  as  one  truck  load  is  applied  to  one  aide  of  the  road 
it  will  be  covered  with  chips  by  the  contractor  or  the  State,  as  the  contract  provides. 

"The  contractor  will  so  arrange  his  work  that  the  distributor  will  be  on  the  road 
ready  to  spread  oil  or  tar  by  not  later  than  eight  o'clock  in  the  morning,  and  should 
the  contractor  at  any  time  refuse  or  neglect  to  be  ready  to  spread  oil  or  tar  by  eight 
o'clock  in  the  morning,  when  the  spreading  of  the  stone  chips  Is  being  done  by  the  Stall 
Roads  Comm.,  then  the  contractor  is  to  pay  the  State  Roads  Comm.  $8  per  hr  oj 
fraction  thereof  for  all  delays  due  to  this  cause.  Should  the  State  Roads  Comm. 
on  account  of  not  having  sufficient  men  to  spread  the  stone  chips,  delay  the  contractoi 
in  spreading  oil  after  eight  o'clock  in  the  morning,  then  the  State  Roads  Comm.  wfl 
pay  the  contractor  $3  per  hr  or  a  fraction  thereof,  for  all  time  due  to  such  delays,  bat 
it  is  clearly  understood  that  the  contractor  will  so  arrange  his  work  that  the  oil  or  tai 
applied  can  be  covered  with  stone  chips  by  the  close  of  the  working  day  in  that  locahtg 
unless  otherwise  authorized  by  the  inspector. 

"  Spreading  Stone  Chips.  The  stone  chips  or  gravel  required  to  be  spread  on  the  roe* 
after  the  application  of  the  oil  by  the  contractor  will  be  deposited  along  the  road  on  esu 
side  or  the  other  in  approximately  even  piles,  at  regular  intervals  of  25  ft.  These  chips  a 
gravel  will  be  funished  in  these  piles  by  the  Commission  withoutexpense  tothecontractor 
Approximately  80  tons  will  be  used  to  a  mile  of  14  ft  surfacing  to  be  treated.  The  con- 
tractor will  bid  a  price  per  ton  for  the  chips  spread  on  the  road  from  the  piles.  Raflrosd 
weights  will  be  used  as  a  basis  of  payment  in  all  cases  where  the  material  is  haukc 
on  the  railroad  and  quarry  weights  when  hauled  direct  from  the  quarry  to  the  road 

"The  contractor  will  be  required  to  spread  these  chips  or  gravel  evenly  and  unt 

formly  over  the  surface  of  the  road  immediately  after  the  oil  is  applied  and  fill  in  al 

u  '       -■  '-"qualities,  and  in  no  case  must  more  than  2  hr  elapse  between  the  applies 

*\  and  the  complete  covering  of  the  surface  with  chips  or  gravel,  and  unde 

ces  will  work  be  permitted  to  remain  uncovered  during  the  night,  and  tb 

t  so  arrange  the  application  of  the  oil  so  that  all  the  surface  can  be  com 
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psrtely  covered  with  chips  or  gravel  during  the  working  day.  The  term  'evenly  and  unl- 
Rjrmly  *  shall  be  construed  to  mean  that  each  and  every  square  yard  of  surfacing  shall 
save  the  same  amount  as  each  other  square  yard  within  a  variation  of  not  more  than 
10%,  except  in  such  places  as  the  inspector  may  direct  to  fill  depressions  or  holes." 

The  Los  Angeles  1917  Specifications  for  the  Construction  of  an  Oil  Carpet 
M&  Street  Roadways  are  as  follows: 

"Where  there  are  cement  or  brick  gutters,  a  small  trench  not  more  than  1  in  in 
Septa  at  the  outer  edge  of  the  gutter,  shall  be  trimmed  out  to  meet  the  surface  at  a 
point  not  more  than  6  in  from  the  edge  of  the  gutter,  and  a  small  ridge  of  sand  or 
»  unnilng"  shall  be  maintained  on  the  outer  edge  of  the  gutter  to  keep  oil  from  running 
an  the  gutter.    This  ridge  shall  be  removed  after  the  oiling  is  completed. 

"Oil  shall  then  be  evenly  distributed  over  the  entire  surface  of  the  roadway  in  a 
lUume  equal  to  1  gal  by  measure  per  sq  yd  of  surface.  After  a  lapse  of  not  less  than 
24  hr,  sand  of  a  quality  hereinafter  specified,  shall  be  uniformly  spread  upon  the  oiled 
sarfaee  in  such  quantity  as  will  absorb  all  surplus  oil.  The  roadway  shall  then  be 
brought  to  a  smooth  sad  even  surface  by  use  of  hand  brooms  or  rakes,  and  all  surplus 
t— *rr*m*  shall  be  swept  from  the  street. 

"Oil  shall  again  be  distributed  over  the  surface  as  before  In  a  volume  equal  to  ^  gal 
by  measure  per  sq  yd  of  surface.  After  a  lapse  of  not  less  than  24  hr  sand  shall  again 
be  spread  upon  the  oiled  surface  and  the  road-bed  brought  to  an  even  surface,  as  here- 
inbefore specified.  The  surface  shall  then  be  rolled  with  a  roller  having  a  compression 
of  at  least  200  lb  per  in  width  of  tire,  until  it  has  received  the  utmost  compression 
ible  and  is  uniformly  smooth  and  free  from  bumps,  sags  or  loose  spots.  The 
of  the  road  during  rolling  shall  be  sanded  and  swept  whenever  necessary  to 
a  uniform  coating  of  oil  and  sand,  and  on  completion  of  the  rolling  the  street 
shall  show  no  stickiness. 

"The  total  amount  of  oil  used  shall  not  be  less'than  1H  gal  per  sq  yd  of  the  roadway  sur- 
faced. In  the  process  of  oiling  care  must  be  taken  not  to  soil  the  curbs  or  walks.  After 
the  oiling  of  a  roadway  has  commenced,  it  shall  be  carried  on  diligently  to  its  completion. 
Oil  shall  not  be  applied  to  the  surface  of  a  roadway  while  it  is  in  a  wet  condition. 

"After  the  final  rolling,  the  road-bed  shall  be  trimmed  wherever  necessary  and  sand 
shall  be  distributed  thereon  and  brought  to  a  smooth  and  even  surface  1  in  in  thick- 
ness by  the  use  of  hand  brooms  or  rakes. 

"Oil  shall  be  applied  in  a  uniform  sheet  by  means  of  pressure  distributing  sprays 
only  and  shall  be  at  such  temperature  within  the  limits  hereinafter  specified  as  is 
determined  by  the  inspector  to  be  desirable.  The  pressure  sprays  shall  be  operated 
at  a  uniform  pressure  of  not  less  than  20  lb  per  sq  in.  Oil  wagons  or  trucks  shall 
be  provided  with  tires  of  such  width  that  the  maximum  pressure  on  said  tires  shall 
not  exceed  400  lb  per  sq  in  of  tire." 

Mass.  State  Highway  Comm.  Specifications  for  Sand  and  Oil  Layer 
Work  (30b)  are  as  follows: 

"  Grading.  The  road  shall  be  graded  for  a  width  of  21  ft  in  cuts  and  25  ft  on  fills. 
The  slopes  outside  the  graded  roadway  shall  be  left  in  a  neat  condition. 

a  Subgrade.  Any  clay  or  other  material  in  the  subgrade  which,  if  left,  would  cause 
frost  action  detrimental  to  the  road  surface,  shall  be  removed  to  the  depth  ordered  by  the 
engineer  and  replaced  with  suitable  material,  and  any  sandy  places  shall  be  hardened  as 
ordered.  For  this  purpose,  sandy  loam  or  clay  may  be  used,  but  if  used,  only  enough  of 
these  materials  shall  be  placed  on  the  subgrade  to  carry  the  travel  while  the  surface  is  being 
formed,  and  In  no  case  shall  the  depth  of  such  hardening  material  exceed  3  in  after 
rolling.  The  subgrade  shall  be  shaped  to  correspond  with  the  proposed  cross-section 
of  the  flnishfKi  road  and  shall  be  rolled  with  a  horse  roller,  unless  otherwise  ordered. 

"Application  of  Ofl.  On  the  roadbed  prepared  as  hereinbefore  described,  asphaltic 
oil  shall  be  applied  for  a  width  of  15  ft,  unless  otherwise  ordered.  The  oil  shall  be 
shipped  to  the  nearest  railroad  freight  station  in  tank  care  and  transported  to  the 
work  in  suitable  distributor  carts.  It  shall  be  heated  in  the  tank  cars  or  distributor 
carts,  so  that  when  applied  it  shall  have  a  temperature  of  not  less  than  82°  C  (180°  F) 
aor  more  than  121°  C  (250°  P).  The  oil  shall  be  applied  to  the  road  by  a  pressure 
distributor  which  will  spread  it  evenly  over  the  surface,  leaving  no  spots  or  streaks 
uncovered,  and  no  overlapping  will  be  allowed.  The  distributor  shall  be  so  arranged 
that  the  operator  can  control  the  flow  and  can  cut  out  sections  so  as  to  vary  the  width 
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of  the  road  covered.  If  2  gal  of  oil  per  sq  yd  are  to  be  used  in  forming  the  surface 
the  oil  shall  be  distributed  in  3  applications  of  approximately  H  gal  per  aq  yd.  1 
1 1*  gal  are  used,  there  shall  be  two  ?£-gal  applications. 

"  Construction  of  Sand  and  Oil  Layers.  Immediately  after  the  oil  is  applied,  a 
uniform  layer  of  sand  shall  be  spread  over  it,  the  depth  of  the  sand  to  be  approximate]) 
1*4  in  for  the  *vgal  application,  and  1^  in  for  the  Ji-gai  application.  Bach  layet 
of  sand  and  oil  shall  be  rolled  with  a  horse  roller,  and  if  ordered,  the  road,  before  its 
acceptance,  shall  be  rolled  with  a  steam  roller.  During  the  rolling,  sand  shall  be  ap- 
plied to  absorb  any  oil  flushing  to  the  surface.  Each  layer  of  sand  and  oil  shall  be  allowed 
to  stand  a  sufficient  length  of  time  so  the  oil  will  mix  with  the  sand,  and  there  shall  be 
no  surplus  sand  or  free  oil  on  the  surface  when  the  next  application  of  oil  is  made. 

"  Materials.  The  asphaltic  oil  used  shall  be  as  ordered,  but  in  no  case  shall  oil  with 
a  viscosity  of  lees  than  250  sec,  or  more  than  600  sec,  Lawrence  viscosimeter  at  100°  G 
(212°  F),  be  used.  The  sand  used  shall  be  clean,  sharp  and  free  from  adventitious 
materials  of  all  kinds,  but  if  so  ordered  may  contain  not  over  6%  of  clay  or  loam. 
It  shall  contain  no  stones  larger  than  ^  in  in  their  longest  dimensions,  or  more  than 
80%  passing  a  50-mesh  sieve. 

11  Finishing  and  Acceptance.  If  at  any  time  before  the  acceptance  of  the  work  any 
soft  or  imperfect  places  develop,  the  material  at  these  places  shall  be  removed  and 
replaced  with  new  material  and  rolled  until  thoroly  compacted  and  until  the  joints 
between  the  new  and  old  work  become  invisible.  Any  inequalities  in  the  surface  shall 
be  removed  by  scraping  with  a  road  machine,  or  other  suitable  scraper.  After  the 
surface  has  been  completed  to  the  satisfaction  of  the  engineer,  and  before  the  accep- 
tance of  the  work,  a  light  covering  of  sand  shall  be  spread  evenly  over  the  surface. 
The  surface  of  the  road  when  completed  shall  have  a  crown  of  }£  in  to  the  ft. 

"  Climatic  and  Weather  Conditions.  No  bituminous  work  shall  be  done  during 
rainy  weather,  nor  when  the  weather  conditions  as  to  temperature  or  otherwise  are 
un  avorable  for  obtaining  satisfactory  results." 

9.    Construction  Cost  Data 

The  cost  of  constructing  thin  bituminous  surfaces  on  broken  stone  and 
gravel  roads  varies  from  2  to  10  cents  per  sq  yd.  The  examples  cited  give 
average  data  covering  the  details  of  construction. 

Philadelphia  (24c).  Table  I  gives  the  cost  of  labor  and  materials  used  from  1913 
to  1916  in  the  construction  of  bituminous  surfaces  with  refined  tars  and  asphalt  cut- 
back.   Table  II  gives  the  detailed  costs  of  construction  and  retreatments  in  1916. 

Table  I 


Labor  and  Material 


Torpedo  gravel,  per  2000  lb,  delivered 
on  the  road 

Trap  rock  chips,  per  2000  lb,  delivered 
on  the  road 

Tarvia  A,  per  gallon  applied 

Tarvia  B,  per  gallon  applied 

Ugite  hot,  per  gallon  applied 

Ugite  cold,  per  gallon  applied 

Asphalt  cut-back,  per  gallon  applied. . . 

Asphalt,  160  penetration,  per  gallon 
applied 

Asphaltic  road  oil,  per  gallon  applied. . . 

Laborers,  per  8  hr  day 

Foremen,  per  8  hr  day 

Asst.  foreman,  per  8  hr  day 

Team*  r**r  «  or  day 


Unit  Costs 


1916 


$2.10 

2.02 

0.085 

0.07 

0.08 
.064 
.1403 


0 
0. 


0.0795 

0.0588 

2.00 

4.00 

3.00 

4.80 


1915 


$2.03 


94 
086 
0692 
08 

0.06 

0.0791 


0.0791 

0.0484 

2.00 

4.00 

3.00 

4  .-48 


1914 


$2.14 

2.30 

0.085 

0.07 

0.09 

0.08 

0.117 


0.0523 

2.00 

4.00 

3.00 

4.75 


1913 


$2.50 

2.30 

0.085 

0.07 

0.09 

0.08 

0.12 


2.00 
4.00 
3.00 
5.20 


v,  per  sq  yd,  for  hand  and  machine  sweeping,  chipping  and 

916 $0.0105 

per  sq  yd,  for  hand  and  machine  sweeping,  chipping  and 

*16 0.0114 


Construction  Cost  Data 

TaMa  n 


KIOG  It;  total  aq 
of  bituminous  m? 
owl.  M  gal  par  . 

pay  for  labor,  15 


[tractor's  profit  or  ov 

yd  of  romd  treated,  1 

.terial  ined,   Aztec  liquid  asphalt: 

q  yd;  unount  of  torpedo  grave]  or 

Big*  of  haul,  <A  mile:   general  cot 


(46).     Tbe  following  fit 

Total  length  of  road  treated. 

>f  old  gravel  road,  (air;   kind 


weather,  fair:   rate  of 


Table  HI.— Itemiied  Coat  of  Work 

Total 
Coat 

sfvT 

J  84 .20 

S8.2S 

51 .85 

83.20 

Bituminous  material,  DIM  gal  at  0.0+7  cents,  f.  o.  b.  aiding 
Torpedo  gravel  and  atone  china,  66  H  ou  yd  at  0.59  centi 

Heating  and  applying  bituminous  material,  demurrage,  etc .  . 

.O0S2 

f 855. SO 

|0 .0399 

paid  or  furniabed  by  the  HI.  S 
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.  "Asphaltic  Ofl  Surfaces  in  New  Jeney  (89).  By  light  road  oil  k  meant  a  road  ofl 
with  an  asphaltic  baae  which  can  be  applied  at  an  atmospheric  temperature  of  21s  C 
(70°  F)  and  by  the  use  of  the  words  heavy  oil  is  meant  an  asphaltie  oil  which  can  be 
applied  only  after  heating  to  a  temperature  of  approximately  182°  C  (270°  F).  On 
a  road  surface  which  is  in  good  condition  and  where  the  travel  is  light  and  moderate, 
light  oil  is  applied  and  covered  with  sand.  Where  the  road  is  in  similar  conditM 
hi  submitted  to  heavy  thru  travel  or  extra-heavy  local  travel,  heavy  oil  and 
stone  is  spread  on  the  application  and  rolled.  Where  the  roads  are  in  poor  condition, 
heavy  oil  and  a  mixture  of  50%  of  &-in  stone  and  50%  of  M-in  stone  are  applied  and 
rolled.  Roads  badly  rutted  or  containing  holes  are  first  patched  by  either  Hrnvy 
bituminous  binder  and  lH-in  stone  or  by  cold  bituminous  binder  and  stone.  The 
county  furnishes  the  oils,  the  contractor  unloads  same  and  applies  them,  after  first 
cleaning  the  road.  The  county  then  covers  them  with  suitable  materials,  and]ixt  case 
of  stone  compacts  the  covering  by  rolling.  The  county's  work  is  done  by  day  labor. 
The  following  are  unit  costs  which  prevailed  during  the  year  1916,  the  units  given 
being  per  square  yard  of  surface  treated. 

"  Light  Oil  Treatment:  28  lb  of  sand  delivered  in  wagons  at  $1  per  ton  coat  $0,014; 
H  gal  of  oil  f .  o.  b.  tank  car  R.R.  siding,  cost  $0.02945;  application  cost  $0,007;  clean- 
ing cost  $0.0026;  and  spreading  sand  cost  $0.0020;  making  a  total  cost  per  sq  yd 
of  $0.05095. 

"Heavy  Oil  Treatment:  48  lb  of  broken  stone  alongside  of  road,  at  $2  per  ton, 
cost  $0,048;  H  gal  of  ofl  f.  o.  b.  tank  cars  R.R.  siding,  cost  $0.0175;  spreading  >£  gal 
of  oil  cost  $0.00875;  cleaning  road  cost  $0.0025;  spreading  stone,  $0.0025,  and  rotting 
stone,  $0,002;  making  a  total  cost  per  sq  yd  of  $0.08125." 

Massachusetts  Asphaltic  Oil  Surface.  Dean  (16c)  states  that  "The  average  cost 
during  1910  was  a  little  leas  than  $0.08  per  sq  yd,  and,  during  i911,  a  little  more  than 
that  price,  with  labor  costing  from  $1.75  to  $2.00  per  8-hr  day,  and  asphaltic  oil  costing 
$0.06  per  gal  delivered  in  tank  cars.    The  detailed  cost  on  an  average  road  is  as  follows: 

Per  So.  Yd 

Cleaning  and  sweeping $0 .  O056 

Patching  old  surface 0. 0016 

Cost  of  oil 0.O819 

Heating  oil 0.0031 

Delivering  oil 0.0038 

Distributing  oil 0. 0029 

Furnishing  sand  beside  road 0. 0165 

Spreading  sand 0. 0078 

Watering 0. 0012 

Rolling 0 .  O002 

Supervision 0.0025 

Total $0 .  0766 

"The  road  mentioned  was  treated  with  \$  gal  of  heavy  asphaltic  oil  in  two  &-gal 
applications.  The  average  haul  was  2  miles  for  the  oil  and  2±4  miles  for  the  sand. 
No  allowance  is  made  in  the  foregoing  detailed  statement  for  rental  or  depreciation 
of  machinery,  or  for  profits  to  contractor,  the  work  being  done  by  labor  force  account." 

Table  IV.— Coat  of  Asphaltic  Oil  Treatments  at  Portland,  Maine,  in  1915  (20) 


Street 

SqYd 

Cost  per 
SqYd 

Gal  per 
SqYd 

HZ? 

Beacon 

1874 

5  364 
12  434 

2  230 

8  186 
2  451 

9  958 

6  896 

$0.0222 
0.0365 
0.0196 
0.0284 
0.0262 
0.0272 
0.0142 
0.0248 

0.28 
0.61 
0.80 
0.86 
0.88 
0.88 
0.19 
0.80 

Broken  stone 

Congress 

Broken  stone 

Deering's  Oaks 

Gravel 

Pine 

Gravel 

Stevens  Ave .  . .  .* 

Broken  stone 

■xrr~u- 

Gravel 

Promenade   

Broken  stone 

i 

Broken  stone 
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drasetts  Sand  and  Ofl  Roads  Constructed  by  the  Layer  Method  (48). 
"Twenty-Awe  and  one-half  miles  have  been  built  by  the  Commission  since  1905.  The 
m**tm**»  of  these  roads  has  cost  from  21  to  88  cents  per  sq  yd,  the  average  cost  being 
16  cents  per  sq  yd.  For  a  road  18  ft  wide  this  would  be  $2760  a  mile,  to  which  should 
be  «'^AbwH  the  cost  of  grading,  culverts,  etc" 

^^pg*■m<nA-  The  cost  of  surface  tarring  varies  from  1.25  cents  per  sq  yd  for  crude  tar 
obtained  locally  in  country  districts,  where  wages,  are  low,  to  3  and  4  cents  where  dis- 
til]ed  tar  is  used  and  prices  generally  are  higher.  The  average  cost  of  constructing 
£308  000  eq  yd  of  tar  surface  in  Birmingham  in  1917  was  2  cents  per  sq  yd. 

France.     The  average  cost  of  tar  surface  treatments  in  1914  was  2  cents  per  sq  yd. 

MAINTENANCE 

10.    Causes  of  Failure 

The  causes  of  failure  of  bituminous  surfaces  are  numerous.  They  may 
be  considered  from  the  standpoint  of  the  condition  and  character  of  the 
original  surface,  the  material  used,  the  method  of  construction,  and  local 
conditions. 

Condition  of  Surface.  The  failure  of  bituminous  surfaces  from  the 
standpoint  of  the  character  of  the  original  surface  is  many  times  due  to 
failure  on  the  part  of  those  in  charge  to  place  the  surface  in  satisfactory 
condition  before  the  application  of  the  bituminous  material.  Many  cases 
are  noted  where  bituminous  materials  are  applied  over  a  surface  in  which 
are  found  many  pot-holes  and  ruts,  or  which  is  dirty,  due  either  to  accumu- 
lated dust  and  dirt  or  to  the  original  method  of  construction.  In  many 
cases  a  damp  condition  of  the  surface  or  subsurface  has  resulted  in  failure. 

Effect  of  Subsurface  Moisture  on  Bituminous  Surfaces.  Adler  (14b)  and  (14c) 
states  that  "All  bituminous  materials  will  deteriorate  to  some  degree  on  exposure  to 
the  air  and  weather.  Well-drained  macadam  road  crusts  having  a  complete  bitumi- 
nous seal,  have  been  found  to  contain  a  very  appreciable  amount  of  moisture  during  the 
early  spring,  drawn  undoubtedly  from  the  subgrade  and  adjacent  earth  shoulders. 
This  moisture  in  the  body  of  the  road,  under  freezing  temperature,  does  more  damage 
to  bituminous  surface  films  than  any  other  natural  agency.  As  a  further  illustration 
of  the  importance  of  frost  action,  it  is  reported  that  in  extreme  Southern  States  it  is 
possible  to  maintain  bituminous  treated  gravel  roads  as  a  permanent  form  of  con- 
struction, in  so  far  of  course  as  this  type  can  be  called  permanent;  while  in  certain  New 
England  States,  with  careful  attention  to  drainage,  it  is  found  impossible  to  hold  the 
impervious  bituminous  surface  on  gravel  roads  subjected  to  the  heaving  and  conse- 
quent settling  of  the  spring  break-up. 

"The  action  of  water  beneath  the  surface  treatment  is  perhaps  even  more  destructive 
than  when  above  the  surface.  Even  a  well-drained  macadam  road,  containing  the 
wwtqitnnm  amount  of  screenings  and  fine  material  in  its  body,  and  with  an  unbroken 
bituminous  seal  on  its  surface,  will  show  moisture  in  the  road  crust  drawn  up  thru  the 
capillary  spaces,  during  the  winter  or  at  the  end  of  any  protracted  wet  spell.  A  good, 
live  film  of  bitumen  clinging  to  the  surface  of  the  tightly  locked  stones  will  withstand 
the  action  of  this  water  providing  the  road  itself  remains  solid.  If,  however,  the  film  of 
bitumen  is  lying  on  even  a  thin  mat  of  stone  screenings  instead  of  being  attached  directly 
to  solid  stone,  and  if  the  situation  is  further  complicated  by  poor  drainage  conditions 
on  the  road,  it  will  be  found  almost  invariably  that  moisture  will  arise  thru  the  body 
of  the  road  and  be  held  blotter-like,  by  the  fine  screenings,  which  in  cold  weather  will 
freese,  expand,  and  lift  the  bituminous  film  from  the  road  surface.  This  results  in  a 
breaking  of  the  seal,  and  frequently  in  the  complete  destruction  of  the  surface  treat- 
ment." 
Bituminous  Material.  From  the  standpoint  of  the  physical  and  chemical 
I  properties  of  the  material,  many  instances  may  be  cited  in  which  failure 
is  due  to  materials  not  having  the  proper  characteristics  for  the  conditions 
under  which  they  are  employed.     The  large  percentage  of  volatile  con- 
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stituents  contained  in  certain  asphaltic  oils  has  rendered  surfaces  constructed 
with  them  unsatisfactory  because  of  the  long  period  required  for  these 
surfaces  to  set  up  so  that  the  bituminous  material  will  not  track  or  the 
carpet  thus  formed  will  not  creep  and  form  waves  and  humps.  In  certain 
eases  the  use  of  light  oils  on  tar  or  asphalt  surfaces  has  softened  the  original 
bituminous  surface  to  such  an  extent  as  to  render  the  road  or  pavement 
unsatisfactory  for  use.       See  Art.  4. 

Construction  Methods.  From  the  standpoint  of  construction,  failures 
are  due  both  to  the  use  of  too  small  an  amount  of  the  bituminous  material 
and  to  an  excess  of  material.  Improper  application,  resulting  in  uneven 
distribution,  is  accountable  for  many  failures  of  bituminous  surfaces.  A 
lack  of  sufficient  covering  of  stone  chips  or  material  of  a  similar  character 
has  rendered  the  surface  sticky  and  mushy.  An  excess  of  covering  has 
caused  the  formation  of  a  mat  of  varying  thickness. 

Unsuitability.  There  are  numerous  instances  where  bituminous  surfaces 
have  been  adopted  under  conditions  which  call  for  the  construction  of 
bituminous  concrete  pavements  or  even  some  type  of  block  pavements. 
A  mat  type  of  construction,  which  has  been  employed  to  a  considerable 
extent,  has  proved  inefficacious  in  cases  where  the  amount  of  motor-car 
traffic  was  not  sufficient  to  iron  out  satisfactorily  the  calk  holes  caused 
by  the  horse-drawn  vehicle  traffic.     See  Art.  3. 

11.    Methods  and  Cost  of  Maintenance 

Patching.  Continuous  repairing  methods  are  essential  in  order  to  keep 
the  surface  of  the  roadway  in  satisfactory  condition  and  to  reduce  the 
annual  cost  of  surface  treatments  to  a  minimum.  Methods  of  patching 
should  be  employed  which  will  prevent  the  road  metal  in  patches  from 
being  displaced  by  traffic.  For  filling  small  depressions  and  ruts  of  \^  in 
or  less  in  depth,  a  very  adhesive  quick  setting  bituminous  material  should 
be  painted  over  the  surface  and  the  depressions  filled  with  tamped  road 
metal  which  will  pass  over  a  H-in  screen  and  is  free  from  dust.  Pot-holes, 
and  ruts  having  a  depth  greater  than  ^  in,  should  be  cut  out  with  vertical 
sides  to  the  full  depth  of  the  depression  and  then  filled  with  tamped  bitu- 
minous concrete  (see  Sect.  16),  which  may  be  mixed  by  using  either  heated 
road  metal  and  hot  bituminous  cement  or  unheated  road  metal  and  bitu- 
minous cement  especially  prepared  to  set  up  quickly  after  being  mixed 
with  unheated  road  metal. 

Connecticut  Practice  in  Patching  Gravel  Roads  by  C.  J.  Bennett,  Highway  Com- 
missioner. "  Repairs  to  roads  of  this  character  should  be  made  with  the  same  material 
used  for  the  superficial  coat  and  preferably  by  mixing  the  material  with  the  gravri 
or  sand  in  making  patches.  In  either  type  of  hot  or  cold  treatment,  small  patches 
which  are  only  superficial  in  their  depth  can  be  treated  by  painting  the  depressions 
with  bituminous  material  and  adding  screenings  or  gravel  to  cover,  but  in  deeper 
depressions,  the  bituminous  material  should  be  mixed  with  the  aggregate  and  placed 
in  the  patches.  If  the  patches  are  of  some  extent  or  depth,  the  edges  should  be  cut 
back  in  order  to  give  a  shoulder  for  the  patching  material  to  rest  against.  Great  care 
should  be  taken  to  see  that  too  much  bituminous  material  is  not  added  to  these  patches; 
otherwise,  they  will  roll  or  bunch  up  above  the  average  surface.  In  other  words,  the 
patches  should  be  of  the  same  consistency  as  the  road  surface  itself  and  preferably 
left  slightly  below  the  average." 

Patching    Methods    Used    in    Montclair,  N.  J.    (23).     "The  patching  this  year 
(1915)  is  done  with  stone  mixed  with  bituminous  cement  at  a  central  point  and  de- 
livered on  the  street  where  needed.     For  cement,  H.  G.  R.  No.  1  was  used,  obtained 
-  the  Headley  Good  Roads  Company,  coating  6$£  cents  per  gal,  f.  o.  b.  Philadelphia 
k  cars.    The  stone  used  was  trap,  H-hi  with  J£-in  added  for  deep  holes.     Fifty 
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the  binder  were  mixed  by  hand  with  7000  lb  of  trap  stone;  the  stone 
out  level,  the  binder  poured  on  by  hand,  and  the  stones  then  turned  over 
by  ihoveL  Machine  mixing  would  probably  be  cheaper,  and  will  be  used  during  1916. 
In  applying  the  stone  thus  prepared,  the  hole  is  cleaned  of  dirt  and  loose  material,  the 
prepared  stone  spread,  and  rolled.  In  Borne  cases  the  depression  has  worn  so  large 
that  the  patch  extends  the  full  width  of  the  paved  strip  of  the  roadway,  which  is 
generally  18  ft.  Including  cost  of  materials  and  an  average  haul  of  2  miles  to  the 
street,  this  costs  about  $7  for  the  amount  above  described.  Fifty-one  thousand  gallons 
id  binder  were  used  this  year  in  preparing  patching  material  in  this  way.  This  material 
seems  to  be  just  about  as  durable  as  the  day-bound  macadam  which  it  is  used  to 
patch,  and  therefore  does  not  either  rise  in  humps  above  the  pavement  as  the  macadam 
wears  down,  cr  wear  more  rapidly  and  produce  holes  again." 

British  Practice  in  Patching  Tar  Surfaces  (49).  "To  take  out  pot-holes,  ruts, 
and  similar  irregularities  in  the  surface,  peck  round  them  and  remove  the  worn  granite 
and  other  material  to  a  depth  of  1M  to  2  in  to  secure  an  ample  key  and  body  to  the 
patch;  carefully  brush  the  hole  over  with  hot  tar  and  fill  in  with  previously  tarred 
1H  to  }£-in  graded  material,  using  the  greatest  care  to  ram  solid.  The  patch  should 
be  so  finished  that  it  is  not  more  than  \i  in  higher  than  the  adjacent  surface  of  the 
road,  to  allow  for  shrinkage  and  further  consolidation  under  traffic.  If  this  course 
is  carefully  followed  the  patch  quickly  becomes  level  with  the  surrounding  surface. 
If  a  patch  is  finished  so  that  it  sets  above  the  surrounding  level  the  fact  that  it  is 
k*TAmr  than  the  road  itself  causes  traffic  to  bump  upon  it  both  ways;  excessive  wear 
takes  place  on  both  sides  as  a  consequence;  other  holes  form  around  it,  and  the  road 
becomes  so  bumpy  as  to  be  almost  unrideable.  If  the  patch  is  finished  below  the 
surrounding  level,  traffic  quickly  wears  down  the  edges  of  the  road  around  it,  .the 
tar  pafoH¥>g  breaks  away  and  allows  the  penetration  of  water." 

Retreatments.     The  life  of  a  bituminous  surface  and  its  economical 
use  depend  primarily  upon  traffic  conditions,  the  method  of  construction, 
and  the  nature  of  the  bituminous  material  used.     With  the  heavier  grades 
of  bituminous  materials  adaptable  for  this  work,  if  the  road  is  subjected 
to  a  normal  traffic  for  which  the  method  and  material  are  economical 
and  suitable,  retreatment  is  necessary  every  1  or  2  years.     Under  traffic 
conditions  demanding  some  other  type  of  construction,  it  may  be  necessary 
to  retreat  the  road  twice  each  year,  as  is  done  in  the  case  of  the  Avenue 
du  Bois  de  Boulogne  in  Paris.     A  retreatment  can  generally  be  accomplished 
by  using  a  smaller  amount  of  bituminous  material  than  was  used  in  the 
first  treatment  (see  Art.  9,  Table  II).     The  same  care  should  be  taken  in 
preparing  the  road  surface  as  is  used  in  the  original  treatment.     It  is  es- 
sential, in  the  case  of  blankets  that  bare  spots  should  he  painted  first  and 
then  the  entire  surface  covered  with  as  light  an  application  as  practicable. 
If  an  amount,  sufficient  for  the  formation  of  the  blanket  over  the  bare  spots, 
is  applied  for  the  entire  surface,  an  excess  of  bituminous  material  will  exist 
over  much  cf  the  roadway  and  the  usual  result  will  be  the  formation  of  a  soft, 
uneven,  mobile  mat,  which  will  soon  be  displaced  by  heavy  weight  traffic. 
Philadelphia  Practice  in  Retreatment  of  Tar  and  Cut-Back  Asphalt  Surfaces.    See 
Art.  9  for  amounts  of  materials  used  and  costs  per  square  yard. 

Massachusetts  Practice  in  Retreatment  of  Tar  and  Asphaltic  Oil  Blankets  (30c). 
"For  the  first  treatment  is  used  about  *£  gal  of  oil,  with  a  viscosity  of  between  40 
and  60  sec,  Lawrence  viscosimeter,  at  100°  C  (212°  F),  followed  in  the  second  season 
with  about  H  gal  of  oil  with  a  viscosity  of  about  100  sec,  and  the  third  season  from 
li  to  H  gal  of  similar  oil.  After  that  not  over  M  gal  should  be  needed,  and  retreat- 
ment will  probably  not  be  necessary  every  year.  After  the  second  or  third  year  oil 
with  a  viscosity  up  to  200  sec  can  be  used  to  good  advantage." 

Maine  Practice  in  Retreatment  of  Tar  Surfaces  on  Gravel  Roads.  Sargent  (50) 
cites  as  an  example  a  gravel  road  which  carries  for  4  months  in  the  year  an  average 
traffic  of  over  1200  vehicles  per  day  and  on  Sundays  and  holidays  a  traffic  running  from 
3000  to  3500.  Since  1916  this  road  has  been  maintained  by  early  patching  and  drag- 
ging, and  shaping  with  gravel.     This  work  has  been  started  as  soon  as  the  snow  has 
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left  the  ground  and  the  surface  of  the  road  began  to  soften  up,  which  usually  was  abovj 
the  middle  of  ApriL  Most  of  the  surface  treated  gravel  breaks  up  after  freezing  and 
thawing  begins  in  the  fall.  After  the  snow  leaves  in  the  spring  the  tar  crust  breaks 
up  into  scales  of  perhaps  H  to  H  in  in  thickness  and  in  sections  having  a  surface  area 
anywhere  from  1  sq  in  to  1  sq  f t. 

"In  1915  the  first  retreatment  with  Tarvia-B  was  made  in  June,  using  0.3  sal  per  sq 
yd.  About  the  middle  of  August,  a  second  application  was  made,  using  0.2  gal  pel 
sq  yd.  In  1916  and  1917,  about  May  20,  or  as  soon  thereafter  as  the  weather  was 
warm  and  the  roadway  dry,  the  surface  was  prepared  by  sweeping  with  a  horse  swuaniui 
and  hand  brooms  to  remove  any  loose  particles  of  dirt  or  dust.  The  tar  was  applied 
at  the  rate  of  0.4  gal  per  sq  yd  of  surface.  The  surface  treatment  was  16  ft  wide,  the 
same  width  as  the  gravel  surface,  the  application  being  made  with  automobile  trucks 
fitted  with  spray  bars  covering  8  ft.  The  tar  surface  was  covered  with  stone  using 
about  1  cu  yd  to  100  sq  yd. 

"If  there  are  any  pockets  of  dust  or  soft  places  in  the  gravel,  the  tar  surface  wS 
break  up,  and  such  places  have  to  be  immediately  attended  to  by  the  patrolman. 
Patching  is  done  in  two  ways,  either  by  mixing  sand  and  Tarvia-B  together  in  the  pro- 
portion of  1  gal  of  tar  to  1  cu  ft  of  sand  and  putting  that  in  the  hole  and  then  patting  it 
down  with  a  shovel,  or,  if  the  broken  place  is  found  soon  enough,  the  patrolman  simply 
gives  it  a  little  brush  of  tar  with  an  old  broom.  Sometimes  a  light  sprinkle  of  sand 
is  thrown  over  the  tar.  The  edges  of  the  tar  treatment  are  inclined  to  crumble  off  as  a 
result  of  traffic  turning  out  over  them  and  a  good  deal  of  the  patrolman's  time  is  taken 
up  with  patching  the  edges  with  the  mixture  of  Tarvia-B  and  sand. 

'The  cost  of  maintenance  on  the  above  section  was  as  follows: 


Ml 


1916  1916  1917 

Patrolman's  wages $209.81  $829.16  $417.68 

Extra  help 91.28  624.57  450.69 

Material 1086.99  1809.49  1250.68 

$1838.08    $2263.22     $2118.80 
Inspection 25.10        182.08         175.00 

Total  cost $1363.18     $2445.25     $2293.80 

Cost  per  square  yard $0,058        $0,096        $0:06" 

Repair  and  Removal  of  Bituminous  Surfaces.  In  the  case  of  thin  super- 
ficial treatments  with  refined  coal  tars,  water-gas  tars  and  cut-back  asphalts, 
retreatments  may  be  employed  for  many  years,  if  the  work  is  properly 
done  as  in  the  case  of  the  bituminous  surface  treatments  in  Philadelphia 
referred  to  in  Art.  10.  European  practice  gives  instances  where  tar  retreat- 
ments have  been  successful  for  over  10  years.  When  carpets  of  over 
3^  in  in  thickness  are  employed,  there  is  a  marked  tendency  under  horse- 
drawn  vehicle  traffic  for  the  surface  to  be  displaced  by  the  blows  of  horses' 
hoofs,  and,  when  the  roadway  is  subject  to  heavy  weight  traffic,  waves 
and  other  irregularities  of  the  surface  soon  appear.  While  it  is  practicable 
in  some  cases  to  smooth  out  uneven  carpets  by  the  use  of  planers  and  other 
special  devices,  it  is  usually  impracticable  to  maintain  carpets,  under  the 
traffic  noted,  in  satisfactory  condition  for  more  than  1  to  5  years.  When 
the  carpet  is  in  such  condition  that  retreatments  and  repair  methods  are 
inefficient,  the  removal  of  the  bituminous  surface  is  the  only  economical 
solution.  This  may  be  accomplished  by  scarifying  or  by  the  use  of  picks 
and  shovels. 

Mass.  Highway  Comm.  Practice  in  Reconstruction  of  Bituminous  Surfaces,  as  de- 
scribed by  Farrington  (30c),  is  as  follows:     "Any  water-bound  macadam  or  gravel  sur- 
face maintained  with  oil  or  tar  will  have  to  be  reconstructed  or  reshaped  occasionally, 
with  macadam,  if  not  to  be  reconstructed,  the  usual  custom  is  to  break  up  the  surface, 
■  the  tar  or  oil  if  necessary  and  reshape.    The  roller  picks,  or  a  scarifier,  or  both, 
for  breaking  up,  followed  by  a  thoro  harrowing,  preferably  using  both  the 
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straight  tooth  and  curved  spring-tooth  harrows.  The  former  Complete*  the  breaking 
■p  and  the  latter  brings  the  coarser  particles  of  road  metal  to  the  top.  Usually  some 
aew  stone  is  added  and  it  may  be  necessary  to  use  some  sand  or  other  material,  as  the 
voids  must  be  filled  to  near  the  surface;  but  ordinarily  there  will  be  sufficient  fine  ma- 
terial in  the  old  stone.  To  obtain  good  results  there  must  be  no  sand  or  other  fine 
■aterial  on  the  surface  and  the  stone  on  top  must  be  clean,  but  the  voids  must  be  filled 
so  the  bituminous  material  will  not  penetrate  far  below  the  surface.  This  is  necessary, 
not  only  to  avoid  the  use  of  an  excessive  amount  of  bituminous  material  and  hence 
increase  the  cost,  but  also  because  with  the  grade  used  any  surplus  bituminous  material 
En  the  voids  will  eventually  work  up  and  cause  the  surface  to  roll. 

"About  M  gal  of  oil  per  sq  yd  should  be  put  on  in  two  applications  with  a  covering 
of  sand  or  other  grit  after  each  application.  Before  applying  the  bituminous  material 
die  road  should  be  rolled  with  a  steam  roller,  and  much  of  the  success  of  this  work  de- 
pends on  a  thoro  rolling.  A  final  rolling  after  the  bituminous  material  has  been  applied 
and  covered  is  advisable. ' 

"The  methods  used  in  forming  oil  or  tar  blankets  on  gravel  and  the  methods  of 
maintenance  are  similar  to  those  for  broken  stone,  except  that  for  the  first  application 
it  is  csscnrinl  that  the  oil  or  tar  used  be  light  enough  to  penetrate  somewhat  and  thus 
form  a  thoro  bond  with  the  gravel.  In  reshaping  gravel  it  is  necessary  to  loosen  the 
surface  only  enough  to  shape  with  a  road  machine  unless  there  is  a  thick  blanket,  of  oil 
or  tar,  in  which  case  this  must  be  removed  or  thoroly  broken  up  and  mixed  with  the 
gravel  by  harrowing." 

Connecticut  Practice  in  Reconstruction  of  Bituminous  Carpets  on  Gravel  Roads, 
by  C.  J.  Bennett,  Highway  Commissioner.  "Reconstruction  of  roads  treated  with  a 
osntft  final  bituminous  material  is  a  somewhat  difficult  matter.  If  much  of  the  material 
remains  upon  the  surface  of  the  road,  it  should  be  entirely  removed.  In  fact,  the 
necessity  for  reconstruction  generally  arises  from  the  unevenness  of  the  surface  due  to 
the  fact  that  some  of  the  bituminous  surface  has  been  worn  out  or  has  bunched  up  into 
rolls  giving  the  well-known  washboard  effect.  There  are  several  methods  of  recon- 
strnction,  the  most  radical  of  which  consists  In  removing  the  bituminous  material, 
scarifying  and  resurfacing  the  road.  Good  results  may  sometimes  be  obtained  by 
treating  the  rolled  bituminous  carpet  with  a  light  application  of  non-asphaltic  oil  which 
wul  tend  to  soften  up  the  surface.  After  the  asphaltic  oil  has  been  applied  for  a  short 
length  of  time,  a  planer  or  heavy  road  drag  may  be  dragged  over  the  road  back  and 
forth  until  the  surface  becomes  even,  after  which  it  may  be  partially  covered  with  new 
fine  gravel  or  stone  chips,  and  the  patching  and  maintenance  continued  as  outlined 


Connecticat  Hone  or  Planer.  Ulrica  (56)  states  that "  The  zigzag  hone  is  constructed 
of  heavy  oak  plank  reinforced  by  metal  straps  and  H-in  metal  cutting  edges,  which  are 
slotted  to  give  necessary  adjustments.  The  zigzag  feature  moves  the  material  out 
from  the  high  points,  and  distributes  it  in  the  hollows.  The  rear  blade  is  a  solid  dis- 
tributing blade,  and  a  hole  is  cut  in  the  side  member,  just  in  front  of  this  blade,  to  allow 
any  excess  material  to  pass  out  to  the  side  of  the  road  and  not  pile  up  in  front  of  the 
blade.  This  hone  is  about  8  ft  wide  and  10  ft  long.  Should  the  surface  prove  too 
hard  to  yield  to  this  hone,  a  modification  of  the  Hedley  planer  is  employed.  This 
plane  has  been  built  of  heavier  channels,  with  an  improved  method  of  holding  the  teeth 
which  allows  a  quick  adjustment  whenever  necessary.  The  spacing  of  the  channels 
carrying  the  teeth  has  been  changed,  and  a  hole  cut  in  the  side  channel,  just  forward  of 
the  rear  distributing  blade,  to  allow  excess  material  to  pass  out,  as  is  the  case  in  the 
zigzag  hone." 

Asphaltic  Oil  Carpets  Smoothed  with  Scarifier  and  Scraper  in  Riverside,  CaL 
(29).  "Experiments  were  made  with  harrows,  or  toothed  scarifiers,  but  altho  they 
gave  a  measure  of  success  the  teeth  were  found  to  wear  excessively  and  did  not  permit 
of  a  sufficiently  flexible  control.  Further  experiment  applying  the  rotary  disk  idea 
met  with  greater  success,  and  for  several  years  now  scarifiers  have  been  in  service 
with  which  roughened  pavements  have  been  effectively  restored  to  a  high  degree  of 
smoothness.  The  disks  are  18  in  in  diameter  and  are  spaced  1  in  apart  by  cast-iron 
spreaders.  The  sets  are  so  adjusted  that  the  outer  disk  on  each  set  is  offset  1  in  from 
the  track  of  the  near  disk  on  the  preceding  set.  The  axles  of  the  disk  sets  are  not 
quite  parallel  to  the  main  axles  of  the  scarifier,  as  it  has  been  found  that  a  slight  in- 
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clination  aids  in  turning  the  loosened  material  out  of  the  cats.  This  inclination  fa 
usually  such  that  with  30  disks  all  spaced  1  in  apart  the  actual  effective  cutting  widta 
is  28  in.  This  inclination  is  kept  constant  for  all  disk  sets  and  can  be  changed  bj 
adjusting  a  pair  of  bolts  on  the  frame.  The  entire  set  of  disks  is  shifted  right  or  left, 
lifted  or  depressed,  by  hand  wheels  on  the  operator's  platform. 

"  The  method  is  to  loosen  the  surface  of  the  high  spots  with  the  scarifier  and  f olkni 
with  a  road  grader,  which  cleanly  scrapes  off  the  loosened  material  and  leaves  it  is 
convenient  shape  to  be  gathered  and  hauled  to  the  yard.  These  scrapings  are  kepi 
free  from  foreign  material  by  sweeping  the  pavement  with  a  rotary  brush  just  before 
scarifying  it.  After  having  cut  the  surface  down  to  grade,  the  depressions  are  swept 
by  hand,  painted  with  heavy  base  crude  petroleum  and  the  requisite  amount  of  the 
loose  material  or  scrapings  is  filled  in  and  tamped.  Depressions  so  filled  have  given 
satisfactory  service  for  5  years.  It  is  not,  however,  intended  to  use  this  method  where 
actual  patching  of  the  surface  is  required;  only  depressions  less  than  1  in  in  deptfa 
are  treated  in  this  way. 

"Scarifying  and  scraping  are  done  only  in  the  afternoons  during  warm  weather. 
The  scrapings  after  being  delivered  in  a  winrow  along  the  gutter  by  the  road  grader, 
are  left  until  the  following  morning,  when  they  can  be  handled  more  conveniently  than 
when  the  temperature  is  high.  The  usual  road  crew  on  this  work  consists  of  2  4-horse 
scarifiers  and  1  road  grader,  each  with  1  driver  and  1  operator.  Where  the  surface  is 
rough,  progress  is  at  the  rate  of  about  Yi  mile  of  60-ft  street  per  day;  but  up  to  1  mDe 
per  day  has  been  made  where  the  roughening  had  developed  to  a  lesser  degree/' 
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GENERAL  DATA 

1.    Description  and  Definitions 

Definition.  A  Bituminous  Macadam  Pavement  is  one  having  a  wear- 
ing course  of  macadam  with  the  interstices  filled  by  penetration  methods 
with  a  bituminous  binder.  Adopted  in  1915  by  the  Spec.  Com.  Mat. 
Road  Cons.f  Am.  Soc.  C.  E. 

Historical  Development  of  the  Derivation  of  Bituminous  Macadam.  In  America, 
prior  to  the  general  use  of  penetration  methods  in  the  construction  of  bituminous 
pavements,  the  term  bituminous  macadam  was  widely  used  to  describe  bituminous 
pavements]  constructed  by  the  mixing  method.  In  1902,  Fred  J.  Warren,  in  discussing 
BftnKthic  pavements,  made  the  following  statement  (55):  "The  name  bituminous 
macadam  may  be  considered  too  nearly  descriptive  to  be  controlled  by  any  one  interest 
or  to  be  a  trade  name  but,  so  far  as  die  writer  is  aware,  it  was  coined  for  use  in  con- 
nection with  letters  patent  governing  methods  and  proportions  of  mixing  various  size 
mineral  Ingredients  with  bitumen,  for  paving  purposes,  and  in  noting  the  development 
the  writer  will  confine  himself  to  the  experiences  of  Warren  Brothers  Co.,  who  control 
these  patents." 

When  bituminous  pavements  constructed  by  penetration  methods  were  used  in  the 
united  States,  the  term,  bituminous  macadam,  was  applied  to  them.  The  term  then 
became  indefinite  as  it  was  used  with  reference  to  two  types  of  bituminous  pavements 
which  differed  fundamentally  in  their  methods  of  construction.  The  general  mis- 
interpretation of  specifications,  articles  in  the  technical  press  and  cost  data  resulted  in  a 
reconsideration  of  definitions  of  bituminous  pavements  in  the  construction  of  which 
broken  stone  was  used. 


om 
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Thb  Assn.  Standabdbing  Paving  Spbcwtcationb  in  1912  adopted  a  specification  for 
a  Bituminous  Macadam  Pavement,  the  description  of  the  wearing  course  being;  as  fol- 
kms:  "Upon  the  foundation  shall  be  evenly  spread  stone,  which  shall  pass  a  2}+-in 
revolving  screen  and  be  retained  upon  a  1-in  revolving  screen,  to  a  finished  depth  of 
2.4  in.  This  course  shall  be  dry-rolled  with  a  road  roller  weighing  not  leas  than  10  tons 
until  the  individual  fragments  have  keyed  together  the  surface,  while  even  and  con- 
forming to  the  required  crown,  being  left  open  or  porous  in  order  to  allow  the  penetra- 
tion of  the  hot  bituminous  binder."  In  its  Report,  the  Committee,  recommending  the 
above  specifications,  stated  that  "In  order  to  avoid  confusion  we  aak  that  this  type 
of  road  be  known  as  bituminous  macadam  pavement,  and  would  suggest  that  pave- 
ments laid  by  the  mixing  method  be  referred  to  as  bituminous  concrete." 

The  Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc.  C.  E.,  in  its  1913  and  subsequent 
reports  restricted  the  use  of  bituminous  macadam  to  bituminous  pavements  constructed 
by  penetration  methods. 

Thb  Am.  Soc  Mun.  Imp.  in  1914  adopted  a  specification  for  a  bituminous  pave- 
ment constructed  by  a  penetration  method,  designating  it  a  Bituminous  Macadam 
Pavement;  and  in  1915  adopted  a  specification  for  a  bituminous  pavement  having;  a 
wearing  course  composed  of  one  product  of  a  stone  crushing  plant  mixed  with  bitu- 
minous cement,  designating  it  a  Bituminous  Concrete  Pavement. 

U.  S.  O.  P.  R.  Prior  to  1916  the  U.  S.  O.  P.  R.,  in  its  publications,  used  the  phrases, 
'  "bituminous  macadam  by  the  penetration  method,"  and,  "bituminous  macadam 
by  the  mixing  method."  In  1916  it  adopted  the  terms  "bituminous  macadam"  and 
"bituminous  gravel"  to  designate  bituminous  pavements  constructed  by  penetration 
methods  using  respectively  broken  stone  and  gravel  for  the  road  metal,  and  the  term 
"bituminous  concrete"  to  designate  bituminous  pavements  constructed  by  the  mi  sins; 
method  in  which  the  mineral  aggregate  was  composed  of  broken  stone,  broken  alas;, 
gravel,  or  similar  material,  either  alone  or  in  combination  with  other  non-bituminous 
materials. 

Status  in  1917  (35).  "The  terms  'bituminous  macadam'  and  'bituminous  con- 
crete '  are  now  generally  recognised  as  the  proper  designations  for  the  two  general  clauses 
of  pavements  of  relatively  coarse  mineral  aggregate  bound  with  bituminous  material. 
By  the  usage  of  those  most  conversant  with  road-buil  iing  terminology  the  former  is 
applied  to  bituminous  pavements  built  by  the  penetration  method  and  the  latter  to 
bituminous  pavements  built  by  the  mixing  method.  According  to  the  present  under- 
standing of  the  terms  in  question,  a  bituminous  pavement  built  by  the  mixing  method 
is  not  a  macadam  road  at  all,  but  a  concrete  pavement.  It  should,  therefore,  be 
designated  as  such,  with  the  term  'bituminous'  to  distingush  it  from  a  cement- 
concrete  pavement.  It  is  gratifying  to  note  that  the  Office  of  Public  Roads  has  seen 
fit  to  conform  to  the  usage  Good  Roads  has  so  long  advocated  and  that  has  been  so 
generally  followed  elsewhere.  There  would  seem  to  be  no  good  reason  for  using  any 
different  nomenclature  at  present  and  it  is  to  be  hoped  that  the  example  of  the  Office 
of  Public  Roads  will  be  followed  by  writers  who  still  cling  to  the  older  and  more  clumsy 
forms." 

2.    Historical  Development 

History  of  Bituminous  Macadam  Pavements  in  France.  Lieut.  H.  "W. 
Halleck,  U.  S.  Engineer  Corps,  stated  in  1840  (30a)  that  "  for  30  to  50 
years,  mineral  tar,  in  combination  with  sand  and  calcareous  matter,  has 
been  used  in  Bordeaux  and  its  vicinity  for  roads,  pavements,  floors  and 
the  roofing  of  houses.  It  was  first  used,  with  sand  only,  in  the  repair  of 
roads  near  Bayonne,  and  being  found  to  answer  this  purpose,  it  came 
afterward  to  bo  employed  by  builders,  in  its  combined  form,  in  preference 
even  to  slate  and  stone;  and  many  houses  at  Bordeaux  are  now  roofed 
with  it.  Regarding  the  use  of  bitumen  on  macadam  roads,  Lieut.  Halleck 
described  the  now  so-called  penetration  method  as  follows: 

"  'The  soil  is  first  removed  to  a  depth  of  about  5  in,  according  to  the  thickness  to 

be  iriven  to  the  road  covering,  and  the  earth  well  rammed;   to  make  it  still  more  firm, 

•"ricen  stones,  about  1  cu  in  in  size,  may  be  driven  in.     A  layer,  about  4  in 

roken  stone  from  %  to  1  in  in  diameter  is  spread  o^r  and  smoothed  off  so 
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ss  to  give  the  surface  a  alight  curvature.  Over  this  is  poured  a  very  hot  and  liquid 
mixture,  of  H  coal  tar,  H  pulverized  asphaltic  atone,  of  an  inferior  quality,  and  H  fine 
sand.  A  sufficient  quantity  should  be  put  on  to  penetrate  all  the  crevasses  of  the 
■tone  and  form  a  solid  mass.  After  this  has  become  cold,  a  layer  of  good  bituminous 
mastic,  about  1  in  thick  is  applied,  and,  while  still  hot,  is  covered  with  a  layer  of  broken 
stones  about  1H  in  in  diameter,  placed  close  together,  but  without  touching  and  pressed 
into  the  mastic  by  an  iron  roller.  The  thickness  of  this  covering  may  be  varied, 
according  to  the  wear  and  tear  it  will  have  to  resist'  " 

History  of  Bituminous  Macadam  Pavements  in  England.  In  1820  a 
bituminous  macadam  pavement,  constructed  with  a  tar  cement,  was  laid 
in  London.  Church  (24)  states  that  "  The  principle  of  constructing  a 
broken  stone  road,  having  a  binder  composed  of  soft  pitch  and  sand,  was 
the  subject  of  a  patent  4  years  earlier  than  the  invention  of  creosotiug 
timber  in  1838,  with  which  date  the  active  beginning  of  the  industry  of 
tar  distilling  is  usually  associated.  In  fact,  John  Henry  Cassell  secured 
his  patent  in  1834,  only  22  years  after  gas  was  first  made  in  London,  so 
that  instead  of  being  one  of  the  latest  developments  in  the  industry,  this 
method,  so  far  as  it  relates  to  the  use  of  coal  tar  pitch  and  sand,  is  really 
one  of  the  oldest."  In  1901,  John  A.  Brodie  constructed  the  first  section 
of  Pitehmac  on  Princes  Ave.,  Liverpool. 

Development  in  the  United  States.  The  penetration  method  of  con- 
structing bituminous  pavements  has  been  used  extensively  in  the  United 
States  since  1908  in  building  roads  and  residential  streets,  due  to  its  low 
first  cost  and  the  rapidity  with  which  it  may  be  constructed  with  proper 
plant  equipment  and  under  favorable  climatic  conditions.  The  funda- 
mental reasons  for  the  adoption  of  bituminous  macadam  pavements  by 
many  municipal  engineers  are  given  as  follows  in  the  introduction  of  the 
1912  Rep.  of  the  Com.  Macadam  Paving  Specifications,  Assn.  Standardizing 
Paving  Specifications. 

"  Members  of  this  Committee  unanimously  agree  that  water-bound  macadam  pave- 
ment is  not  a  proper  permanent  pavement  to  lay,  for  the  following  reasons:  (1)  Since 
the  introduction  of  the  automobile  this  pavement  will  not  withstand  automobile  traffic; 
(2)  that  bituminous  macadam  can  be  laid  to  withstand  this  traffic  at  a  cost  equal  to 
water-bound  macadam  when  the  maintenance  is  taken  into  consideration;  (3)  that  a 
water-bound  macadam  pavement  on  residential  streets,  unless  properly  sprinkled 
either  with  oil  or  water,  is  an  objectionable  pavement  on  account  of  dust  for  the  abutting 
property  owners,  and  unless  a  great  deal  of  care  is  taken  in  sprinkling  water,  the  road 
is  injured  to  a  large  extent,  and  if  oil  is  used  it  can  better  be  done  by  original  construc- 
tion using  a  penetration  method." 

3.    Characteristics 

Advantages.  The  advantages  incident  to  the  construction  of  bituminous 
surfaces  on  broken  stone  and  gravel  roads  enumerated  in  Sect.  14  are  also 
characteristic  of  bituminous  macadam  and  bituminous  gravel  pavements. 
Many  bituminous  pavements  constructed  by  penetration  methods  possess 
the  following  advantages:  Suitability  for  horse-drawn  as  well  as  motor-car 
travel;  freedom  from  dust  when  in  exposed  localities;  low  external  and 
internal  wear  of  road  metal;  low  cost  of  cleaning,  watering,  and  in  many 
cases,  of  repairs;  imperviousness  and  a  certain  degree  of  density  of  the 
wearing  course;  noiselessness  and  low  traction  with  certain  types  of  bitu- 
minous materials;  very  good  sanitary  qualities;  low  cost  of  plant  equip- 
ment for  methods  of  construction  commonly  used  in  the  United  States. 

Disadvantages.  Among  the  disadvantages  attendant  upon  the  use  of 
bituminous  macadam  and  gravel  pavements  are  the  following:  Increase 
in  cost  over  bituminous  surfaces  on  broken  stone  and  gravel  roads;  slipperi- 
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ness  when  some  bituminous  binders  are  used  on  certain  grades;  dependence 
upon  climatic  conditions  in  order  to  carry  on  construction  properly;  vari- 
ability in  results  and  lack  of  uniformity  in  composition  of  wearing  course 
secured,  due  to  uneven  penetration  and  uneven  distribution  of  the  bitu- 
minous binder,  and  segregation  of  road  metal;  unstable  wearing  course  due 
to  lack  of  compaction  of  the  road  metal. 

Conclusions  of  111.  Highway  Comm.  (40a).  "Experience  indicates  that  this  form 
of  construction  is  adapted  to  moderate  traffic  roads,  that  is,  where  there  is  no  huge 
amount  of  extra  heavy  hauling.  Where  the  traffic  is  composed  of  automobiles  and 
farm  loads  not  to  exceed  2  tons,  this  form  of  construction  will  prove  satisfactory,  sJtho 
possibly  not  as  durable  as  either  concrete  or  brick.  Where  traffic  consists  of  heavier 
loads,  wholesale  trucks,  heavy  coal  hauling,  and  loads  reaching  to  5  and  6  tons,  it  ia 
believed  this  form  of  construction  is  not  at  all  suitable.  It  presents  a  pleasing  ap- 
pearance and  is  well  adapted  to  horse-drawn  traffic  as  well  as  automobile  traffic,  but 
requires  close  attention  for  maintenance,  and  there  is  some  evidence  that  during 
warm  weather  when  the  bitumen  is  least  stable  there  is  a  tendency  for  the  surface  to 
creep  and  undulations  develop.  Bituminous  macadam  is  of  doubtful*  value  on  thoae 
sections  of  roads  so  situated  that  considerable  quantities  of  mud  will  be  tracked  on 
them  from  adjoining  roads." 

Conclusions  Based  on  N.  T.  State  Highway  Comm.  Practice  by  Breed  (21).  "Bi- 
tuminous macadams  in  general  are  not  wholly  satisfactory.  When  built  on  hills  it 
is  not  safe  to  apply  a  flush  coat;  consequently  the  road  is  far  from  being  waterproof 
when  first  constructed.  This  defect  is  remedied  by  the  traffic,  which  grinds  up  the 
stone  and  forces  it  into  the  voids,  but  the  lack  of  uniformity  in  the  finished  results  of 
these  roads  has  many  times  been  discouraging.  In  building  the  bituminius  "»^"wifam 
it  is  impossible  to  get  full  consolidation,  and  consolidation  by  traffic  afterwards  makes 
this  type  ridgy.  As  yet  the  tendency  of  this  type  of  pavement  to  creep  under  traffic 
has  not  been  corrected.  Wonderful  examples  where  this  condition  has  almost  been 
eliminated  have  occurred,  but  under  similar  conditions  one  road  may  be  a  success  in 
this  respect  and  another  a  near-failure.  Oftentimes  roads  built  by  the  same  contractor, 
under  the  supervision  of  the  same  engineers,  using  the  same  care  and  inspection  of 
materials,  will  stand  well  in  one  case,  and  in  another  lose  shape  and  disintegrate  in  spots 
within  a  short  time.  Among  the  disadvantages  of  this  type  of  construction  are  that 
it  is  slippery,  has  a  fairly  high  cost  of  maintenance,  $498  per  mile  (16  ft  wide)  during 
1916  and  $412  during  1917,  and  that  during  repairs  the  road  must  be  closed  to  motor* 
ists  lest  it  cover  their  cars  with  oil  and  tar.  These  roads  have  the  advantage  of  beans; 
dustiest  and  easily  repaired  when  street  openings  are  made  or  when  depressions  occur." 


4.    Drainage  and  Foundations 

In  Sect.  8,  Arts.  10  to  21,  inc.,  the  characteristics  and  suitability  of 
methods  of  surface  and  sub-surface  drainage,  and  all  types  of  foundation 
are  discussed. 

Broken  Stone  Foundations.  Usually  bituminous  macadam  pavement 
are  constructed  on  broken  stone  foundations  similar  to  the  types  descril 
in  Art.  10  in  connection  with  methods  of  construction  and  in  the  varioi 
specifications  contained  in  Art.  11. 

Ohio  State  Highway  Dept.  Practice  by  Sharp  (46).    "On  account  of   the 
increased  loads  now  (1917)  being  carried  over  improved  roads,  it  is  thought  best 
the  foundation  course  be  6  in  at  the  center  and  4  in  at  the  outrides.    If  a  thicker 
than  this  is  required,  it  will  be  necessary  to  lay  the  foundation  in  two  courses  since 
is  not  practicable  to  attempt  to  fill  a  course  of  greater  thickness  than  this, 
should  begin  with  the  outside  driver  covering  equal  parts  of  the  metal  and  she 
When  the  shoulders  and  sides  of  the  metal  are  thoroly  rolled,  the  rolling  should  pi 
gradually  toward  the  center  from  each  side  until  the  entire  course  has  been  thoi 
keyed  and  the  interstices  of  the  metal  reduced  to  a  minimum  and  all  settlement 
•d.    All  low  places  developed  during  the  rolling  should  be  loosened,  reshaped  wit 
material  and  again  consolidated  by  rolling.     During  the  process  of  rolling 
sed  in  this  kind  of  work  can  by  careful  attention  rearrange  the  metal  in  the  i 
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face  to  the  extent  of  eliminating  much  of  the  unevennen  and  wavy  surface  conditions. 
Screenings  that  pass  a  ^i-in  opening  and  not  more  than  40%  passing  a  H-in  opening, 
should  be  applied  during  the  finishing  process  of  dry  rolling  in  such  an  amount  as  will 
completely  fill  the  interstices.  The  screenings  should  not  under  any  circumstances  be 
dumped  upon  the  surface  of  the  stone,  but  should  be  cast  thinly  with  a  spreading 
motion  of  the  shovel  from  piles  at  the  roadside.  If  men  are  not  experienced  in  the 
knack  of  whipping  the  screenings  from  the  end  of  the  shovels,  during  the  process  of 
filling*  it  is  likely  that  the  surface  will  be  bridged  in  places  by  the  screenings  and  com- 
plete filling  not  secured.  It  is  very  important  that  this  be  guarded  against  and  the 
work  be  done  under  supervision  of  some  one  with  an  understanding  of  the  proper 
method  of  carrying  on  this  part  of  the  work.  The  rolling  should  continue  while  the 
screenings  are  being  spread  so  that  the  jarring  effect  of  the  roller  will  aid  in  settling 
them  to  the  bottom.  The  roller  should  pass  over  the  entire  surface  of  the  road  after 
each  application  of  screenings.  In  all  probability,  as  the  course  is  being  compacted, 
it  will  be  necessary  to  sweep  the  surface  with  a  rattan  or  steel  broom  in  order  to 
effect  a  uniform  distribution  of  the  screenings  and  completely  fill  all  voids.  No 
excess  of  screenings  should  be  used  before  applying  water.  Sufficient  water  should 
be  applied  to  insure  a  dense  surface  and  completely  fill  all  interstices,  the  rolling 
to  continue  and  screenings  added  until  the  metal  ceases  to  sink  under  or  move  in  front 
of  the  roller." 

Cement-Concrete  Foundations.  In  cases  where  traffic  conditions  require 
rigid  foundations  or  where  materials  satisfactory  for  cement-concrete  may 
be  secured  at  a  much  lower  cost  than  broken  stone,  cement-conerete  founda- 
tions have  been  used  and  have  been  found  to  be  satisfactory  and  economical. 
The  more  general  use  of  cement-concrete  foundations  is  advisable  on  trunk 
or  other  highways  where  traffic  is  liable  to  increase  rapidly,  both  in  amount 
and  weight.  When  it  is  necessary  to  construct  a  more  durable  type  of 
wearing  course  than  bituminous  macadam,  the  cement-concrete  foundation 
previously  constructed  proves  a  valuable  asset  and  allows  reconstruction 
to  be  accomplished  economically  provided  that  proper  foresight  was 
exercised  in  placing  the  surface  of  the  cement-concrete  foundation  at 
such  an  elevation  as  will  permit  the  construction  of  other  forms  of  pave- 
ments thereon.  This  remark  applies  particularly  to  curbed  roadways  in 
municipalities. 

For  a  discussion  of  the  relative  advantages  and  cost  of  using  broken 
stone  and  cement-concrete  foundations  see  Art.  10,  Method  E  and  (22). 

Conclusions  of  Third  Ink  Road  Cong.,  London,  1918  (52).  ''Confirming  the  con- 
clusions adopted  in  1910  by  the  Second  Congress,  which  called  attention  to  the  ad- 
vantages of  a  dry  foundation  and  a  sound  subsoil,  the  Congress  especially  insists 
upon  the  great  importance  of  efficient  foundations  in  the  case  of  road  crusts  bound  with 
bituminous  binders  for  the  following  ressons: 

1.  The  road  crust  being  expensive,  it  is  important  to  give  it  a  base  which  will  in- 
crease its  life. 

2.  Aa  the  weight,  speed  and  intensity  of  the  traffic  continually  tend  to  increase  on 
roads  considered  worthy  of  such  a  crust,  it  is  best  to  provide  a  foundation  which  has 
been  so  constructed  as  to  secure  for  the  crust  the  best  possible  conditions  of  resistance 
to  wear. 

Conclusions  of  Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc.  C.  E.  (16e).  "The  use 
of  any  form  of  a  bituminous  pavement  or  bituminous  surface  does  not  preclude  the 
necessity  for  the  construction  of  a  well-drained,  thoroly  compacted,  and  adequate 
foundation.  In  fact,  such  improvement  of  the  highway  frequently  attracts  heavier 
traffic,  and  thus  increases  the  stresses  on  the  subgrade." 

Conclusions  of  HI.  Highway  Comm.  (40a).  "The  results  of  the  experience  so  far 
gained  seem  to  show  the  necessity  in  this  form  of  construction  for  as  stable  a  founda- 
tion course  as  possible,  and  that  probably  the  best  method  would  be  to  lay  the  first 
course  of  the  road  as  water-bound  macadam,  applying  the  bituminous  top  about  3  in 
thick  the  following  season  when  the  foundation  course  had  become  thorolv  — " 
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MATERIALS 

6.    Non-Bituminous  Materials 

Physical  Qualities.  In  selecting  and  specifying  rock  and  slag  to  be 
used  in  the  construction  of  bituminous  macadam  pavements,  toughness, 
resistance  to  abrasion,  shape,  and  character  and  cleanliness  of  surface 
should  be  carefully  considered. 

Toughness  and  Resistance  to  Abrasion.  See  Sect.  11,  Arts.  4  and  5. 
The  weight  to  be  given  to  these  properties  depends  primarily  upon 
the  traffic  to  which  the  pavement  will  be  subjected  and  the  details  of 
the  method  of  construction  adopted.  For  example,  for  many  highways 
serving  as  feeders  to  state  trunk  routes,  a  rock  having  a  toughness  of  not 
less  than  6  and  an  abrasion  loss  of  not  more  than  6%  would  prove  economical 
and  satisfactory;  but  if  used  on  state  trunk  highways  subjected  to  horse- 
drawn  or  motor-trucks,  rock  having  a  toughness  of  not  less  than  13  and  an 
abrasion  loss  of  not  more  than  3.5%  should  be  employed.  In  cases  where 
rock  with  suitable  toughness  and  wearing  quality  is  not  locally  available, 
satisfactory  results  may  be  obtained  by  importing  the  broken  stone  for 
the  surface  of  the  pavement  and  using  local  rock  for  the  lower  part  of  the 
crust. 

Shape.  In  order  that  road  metal  should  interlock  during  compaction 
and  thus  provide  a  stable  wearing  course,  a  proper  angularity  is  an  im- 
portant prerequisite.  The  provision,  often  found  in  specifications,  that 
broken  stone  should  be  cubical  in  shape  is  intended  to  cover  this  desirable 
quality  of  road  metal.  Cubes  of  rock  or  slag  are  not  obtainable  in  practice, 
but  the  road  metal  meeting  such  a  specification  should  not  contain  over 
5%  of  particles  having  small  acute  angles,  nor  should  the  product  contain 
slivers.  Road  metal  with  long  acute  angles  and  slivers  is  liable  to  rapidly 
fracture  and  crush  under  truck  traffic. 

Character  of  Surface.  Road  metal  which  has  a  rough  or  coarse 
grain  or  pitted  surface  is  preferable  to  material  with  smooth  or  glassy 
surfaces  as  the  bituminous  cement  adheres  more  satisfactorily  to  the  former 
than  to  the  latter. 

Cleanliness  is  an  essential  quality  of  road  metal  for  the  wearing 
course  of  bituminous  macadam  pavements.  Many  failures  have  occurred 
from  the  use  of  dirty  stone.  It  is  difficult  and  usually  impossible  to  secure 
a  good  adhesion  of  the  bituminous  cement  to  road  metal  which  is  not  clean. 

The  Sizes  of  broken  stone  and  slag  used  in  bituminous  macadam  pave- 
ments vary  primarily  with  the  method  of  construction  employed  and  the 
qualities  of  toughness  and  resistance  to  wear  which  the  road  metal  possesses. 
As  explained  in  Art.  10,  covering  methods  of  construction,  and  as  illustrated 
by  specifications  contained  in  Arts.  6  and  11,  the  products  used  for  wearing 
courses  vary  from  one  having  road  metal  passing  1  K-in  and  retained  on 
a  M-in  screen  to  one  in  which  the  particles  pass  a  4 3^ -in  and  are  retained 
on  a  3- in  screen.  The  proper  kind  and  size  of  material  to  be  used  as  a  filler 
will  depend  primarily  upon  the  product  used  for  the  body  of  the  wearing 
courses.     For  filler  used  in  different  methods,  see  Arts.  10  and  11. 

From  the  standpoint  of  physical  qualities,  a  safe  rule  is  to  increase  the 
size  of  road  metal  as  the  toughness  decreases  or  the  loss  by  abrasion 
increases. 

In  using  products,  the  particles  of  which  are  about  the  same  size,  special 

-nust  be  taken  in  filling  the  voids  of  the  wearing  course  in  order  that 

ting  of  the  stone  occurs.     With  hard,  tough  rocks  there  is  more  danger 
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of  failure  from  this  cause  than  when  rocks  or  slags  low  in  toughness  and 
with  a  high  loss  on  abrasion  are  used.  The  use  of  the  trap  rock  product,  the 
analysis  of  which  follows,  was  the  principal  cause  of  one  failure:  Passing 
13^-in  screen,  37.5%;  passing  1  J^-in  screen,  59.5%;  passing  1-in  screen,  and 
retained  on  H-in  screen,  3.0%. 

Massachusetts  Practice  Relative  to  Sizes  and  Qualities  of  Stone  (31).    "The  size 
of  stone  in  the  top  course  is  regarded  aa  a  matter  of  vital  importance  in  the  construction 
of  a  road  by  the  penetration  method.    The  Mass.  Highway  Comm.  employs  stone 
ranging  from  1H  to  2}£  in  in  size.    The  large  stone,  it  has  been  found,  binds  together 
more  firmly  than  smaller  stone  and  consequently  is  subject  to  less  wear  from  the  grind- 
ing of  one  fragment  against  another  in  the  body  of  the  pavement  due  to  the  passage 
of  vehicles  over  the  road  surface.     Small-sized  stone  tends  to  loosen  quickly  under 
this  grinding  action,  and  if  the  bituminous  binder  loses  its  life  and  is  not  speedily 
renewed  the  road  quickly  goes  to  pieces.     With  stone  of  large  size  no  such  result 
may  be  expected.     It  is  true  that  with  the  larger  stone  the  voids  are  greater  and  con- 
sequently a  larger  amount  of  bituminous  material  must  be  used  to  fill  them,  the  excess 
beans;  generally  about  %  gal  per  in  depth  of  top  course  for  the  large  stone  type  of 
construction.     Thus  a  small  stone  pavement  with  tar  as  a  binder  and  a  2-in  top  course 
would  cost  about  6  cents  less  a  square  yard  than  the  large  stone  type  of  pavement. 
In'spite  of  this  slight  increase  in  cost,  the  use  of  the  large  stone  is  believed  to  be  amply 
justified.     With  small  stone  it  is  practically  impossible  to  secure  any  great  depth  of 
penetration  with  a  single  application  of  bituminous  material.    It  becomes  necessary, 
therefore,  if  small  size  stone  is  used,  to  build  the  top  course  in  several  layers  and  apply 
the  binder  to  each,  obviously  a  more  costly  procedure  than  the  distribution  of  the 
binder  in  a  single  operation  as  is  feasible  when  large  stone  is  used. 

"As  to  the  quality  of  the  stone  in  the  top  course,  this  depends  to  a  large  extent 
upon  the  character  of  the  traffic  to  be  handled.  For  very  heavy  teaming  the  Mass. 
Comm.  believes  that  the  best  results  can  be  secured  with  trap  rock  and  a  high  grade 
asphalt.  With  a  tar  binder,  instead  of  asphalt,  a  softer  grade  of  rock  is  permissible, 
for  the  tars  deteriorate  more  quickly  than  do  the  asphalts.  Asphalts  are  preferred 
because  of  their  greater  cementing  value  and  their  higher  resistance  to  disintegration 
by  moisture." 

FJL  Highway  Comm.  Conclusions  Relative  to  Sizes  and  Quality  of  Stone  (40a). 
"Durable  material  in  the  bituminous  top  should  be  used,  and  where,  under  the  condi- 
tions that  exist  in  Illinois,  limestone  alone  is  available,  the  material  used  for  rilling  the 
voids  and  dressing  the  surface  of  the  bituminous  layers  as  they  are  applied,  should 
be  of  washed  gravel  and  torpedo  sand.  The  particles  of  the  gravel  are  made  up  for  the 
most  part  of  silicious  material,  which  is  the  hardest  material  available,  but  where  the 
rock  of  which  the  road  is  made  is  tough  and  hard,  then  rock  chips  could  be  substituted. 
The  size  of  stone  in  the  bituminous  layer  should  range  from  2  H  to  2^  in  where  lime- 
stone is  used.  When  trap  rock  or  other  equally  hard  material  is  available,  stone  should 
not  exceed  2  in  in  size;  the  chips  for  filling  the  stone  not  to  exceed  %  in  and  the  grit 
for  the  top  dressing  not  to  exceed  X  in,  and  all  of  the  materials  to  be  free  from  dust." 

Conclusions  on  Sizes  of  Stone  for  Filling  Voids  by  Hubbard  (38a).  "Immediately 
after  application  of  the  bituminous  material  a  fight  layer  of  clean,  dry,  broken  stone, 
which  will  pass* a  %-in  but  be  retained  upon  a  M-xn  screen,  should  be  evenly  spread 
over  the  road  and  at  once  rolled  into  the  surface  voids.  Frequently  a  larger  size  of 
broken  stone  is  used  for  this  purpose,  that  is,  stone  as  large  as  %-in  diameter.  This  is 
bad  practice  for  the  reason  that  if  the  top  course  has  been  properly  constructed  and 
rolled  the  surface  voids  are  not  sufficiently  large  to  accommodate  %-in  stone.  Under 
the  action  of  the  roller  they  will  therefore  either  be  crushed  or  if  of  very  hard  rock 
will  project  into  the  finished  surface.  In  the  first  case  so  much  dust  is  produced  as  to 
prevent  proper  penetration  and  adhesion  of  the  seal  coat  of  bituminous  material  which 
is  afterwards  applied.  In  the  second  case  the  stone  is  of  such  size  as  to  be  more  or  less 
readily  caught  and  pried  out  by  traffic,  especially  horse-drawn  traffic.  On  the  other 
hand,  if  the  stone  above  recommended  is  used,  the  surface  voids  of  the  properly  com- 
pacted top  course  may  be  evenly  filled  and  a  minimum  amount  of  crushing  will  be 
produced  by  the  roller.  In  addition,  satisfactory  surface  consolidation  is  more  readily 
obtained  as  there  are  no  scattered  high  points  for  the  roller  to  pass  over  and  the  weight 
of  the  roller  is  thus  more  evenly  distributed  over  the  entire  surface." 


808  Bituminous  Macadam  Pavements  Sect.  15 

6.    Specifications  for  Non-Bituminous  Materials 

The  most  satisfactory  form  of  specifications  covering  sues  of  broken 
stone  is  that  recommended  by  Com.  D-4,  Standard  Tests  for  Road  Materials, 
Am.  Soc.  Test.  Mat.  and  the  Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc.  C.  E. 
(see  Art  7,  Sect.  11). 

The  Form  of  Specification  for  broken  stone  for  bituminous  macadam,  as 
adopted  at  the  first  conference  of  State  Highway  Testing  Engineers  and 
Chemists  held  at  the  U.  S.  O.  P.  R.  in  Feb.,  1917  (53  b)  was  as  follows: 

"  General.  The  broken  stone  shall  consist  of  angular  fragments  of  (insert  types  of 
allowable),  of  uniform  quality  thruout,  free  from  thin  or  elongated  pieces,  soft  or 
disintegrated  stone,  dirt,  or  other  objectionable  matter  occurring  either  free  or  as  a 
coating  on  the  stone. 

"  Physical  Properties.    The  stone  shall  meet  the  following  requirements: 

Percent  of  wear not  more  than 

(or  French  coefficient) not  lees  than 

^Toughness not  less  than 

*Hardness not  less  than 

♦Absorption not  more  than 

"  Chips  or  No.  . . .  Stone.  That  portion  of _the  product  of  the  crusher  which,  when 
tested  by  means  of  laboratory  screens,  will  meet  the  following  requirements: 

Passing inch  screen 100%. 

Total  passing inch  screen %  to %. 

Retained  on inch  screen 100% . 

"  Top  Course  or  No.  . . .  Stone.  That  portion  of  the  product  of  the  crusher  which, 
when  tested  by  means  of  laboratory  screens,  will  meet  the  following  requirements: 

Passing inch  screen 100%. 

Total  passing inch  screen %  to % . 

Retained  on inch  screen 100% . 

"  Bottom  Course  or  No.  . . .  Stone.  That  portion  of  the  product  of  the  crusher  which, 
when  tested  by  means  of  laboratory  screens,  will  meet  the  following  requirement: 

Passing Inch  screen 100% . 

Total  passing. .    inch  screen .'..%  to %. 

Retained  on inch  screen 100%." 

Am.  Soc.  Mun.  Imp.  1917  Specifications  for  Broken  Stone  are  as  follows: 

"  Quality  of  Broken  Stone.  All  broken  Btone  shall  be  clean,  rough  surfaced  and 
sharp  angled*  of  compact  texture  and  uniform  grain. 

"  Tests  for  Broken  Stone.  The  broken  stone  shall  be-  subjected  to  abrasion  tests 
and  toughness  tests  conducted  by  the  Engineer  in  accordance  with  methods  adopted 
by  the  Am.  Soc.  Test.  Mat.,  Aug.  15, 1908.  The  broken  stone  used  for  the  construction 
of  the  first  and  second  courses  shall  show  a  French  coefficient  of  wear  of  not  less  than 
7.0  and  its  toughness  shall  be  not  less  than  6.0.  The  broken  stone  used  for  the  con- 
struction of  the  third  course  and  for  the  first  and  second  applications  of  No.  1  broken 
stone  shall  show  a  French  coefficient  of  wear  of  not  less  than  11.0  and  its  toughness 
shall  not  be  less  than  13.0." 

Sizes  of  Broken  Stone.  For  specifications  covering  the  sizes  to  which  reference 
is  made  in  the  specifications  for  construction  contained  in  Art.  11,  see  Art.  7,  Sect.  11. 

U.  S.  O.  P.  R.  1918  Specifications  for  Broken  Stone  are  as  follows: 

"  General.    The  broken  stone  shall  consist  of  angular  fragments  of  rock  excluding  • 
schist,  shale  and  slate,  of  uniform  quality  thruout,  free  from  thin  or  elongated  pieces, 
soft  or  disintegrated  stone,  dirt  or  other  objectionable  matter  occurring  either  free  or 
as  a  coating  on  the  stone. 

"Physical  Properties.  The  stone  shall  meet  the  following  requirements:  French 
coefficient  of  wear,  not  less  than'  7. 

M  Chips.  That  portion  of  the  product  of  the  crusher  which,  when  tested  by  means 
"'  laboratory  screens,  will  meet  the  following  requirements: 

■ts  recommended  by  the  conference  which  it  may  be  desirable  to  omit  in  some 

38. 
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Passing  1-in  screen,  not  lest  than 96 

Retained  on  &-in  screen,  not  less  than 85 

"  Coarse  Stone.  That  portion  of  the  product  of  the  crusher  which,  when  tested  by 
means  of  laboratory  screens,  will  meet  the  following  requirements: 

Percent 

Passing  2-in  screen,  not  lev  than 95 

Total  passing  lH-'m  screen 25  to  75 

Retained  on  1-in  screen,  not  lesB  than 85 

"Methods  of  Testing.  Tests  of  the  physical  properties  of  the  rock  and  of  the 
oses  of  broken  stone  products  shall  be  made  in  accordance  with  the  following  methods! 

1.  French  Coefficient  of  Wear:  U.  S.  Dept.  Agr.  BuL  847,  p.  5. 

2.  Size:  U.  S.  Dept.  Agr.  BuL  555,  p.  32. 

"  Rotes:  This  specification  covers  stone  to  be  used  In  the  construction  of  a  bitumi- 
nous broken  stone  wearing  course  in  which  the  bituminous  material  is  applied  by  the 
penetration  method.  The  maximum  size  of  2  in  specified  for  the  wearing  course  is  on 
the  basis  of  a  course  2)4  to  3  in  in  thickness  after  consolidation.  The  chips  should  be 
used  to  fill  the  surface  voids  after  the  first  application  of  bituminous  material  has  bees; 
made  and  also  as  a  cover  for  the  second  application  or  seal  coat." 

Ohio  State  Highway  Dept.  Specifications  for  Road  Metal  are  as  follows 

(46): 

"  Limestone  for  Foundation  Course.  The  broken  stone  shall  be  clean,  sound,  dur- 
able and  of  uniform  quality.  It  shall  contain  not  less  than  55%  of  calcium  carbonate 
except  in  the  case  of  a  dolomitic  limestone,  when  the  sum  of  the  percentage  of  calcium 
carbonate  and  magnesium  carbonate  shall  be  not  less  than  60%.  The  stone  shall 
show  in  the  abrasion  test  a  loss  of  not  more  than  12%,  a  factor  of  hardness  of  not  less 
than  10  and  a  toughness  of  not  less  than  4. 

"  Slag  for  Foundation  Course.  The  slag  shall  be  clean,  sound,  durable  and  of  uni* 
form  quality  and  shall  contain  not  less  than  30%  of  silica  and  not  more  than  45%  of 
calcium  oxide  and  not  more  than  1.5%  of  sulphur.  The  slag  shall  show  in  the  abrasion 
test  a  loss  of  not  more  than  12%,  a  factor  of  hardness  of  not  less  than  14  and  a  tough- 
ness of  not  less  than  5. 

M  Sandstone  for  Foundation  Course.  The  sandstone  shall  be  clean,  sound  and  dur- 
able and  of  uniform  quality.  The  stone  shall  show  in  the  abrasion  test  a  loss  of  not 
more  than  25%  and  a  toughness  of  not  less  than  3. 

M  Limestone  for  Wearing  Course.  The  stone  shall  be  clean,  sound,  durable,  of 
uniform  quality  and  free  from  thin,  flat  and  shaley  pieces.  It  shall  contain  not  less 
than  65%  of  calcium  carbonate,  except  in  cases  of  dolomitic  limestone,  when  the 
sum  of  the  percentage  of  calcium  carbonate  and  magnesium  carbonate  shall  be  not 
less  than  70%.  The  stone  should  show  in  the  abrasion  test  a  loss  of  not  more  than 
6%,  a  factor  of  hardness  of  not  less  than  15  and  a  toughness  of  not  less  than  6. 

"  Slag  for  Wearing  Course.  The  broken  slag  shall  be  clean,  sound,  durable  and  of 
uniform  quality  and  shall  contain  not  less  than  82%  of  silica  and  not  more  than  25% 
of  falrinm  oxide  and  not  more  than  1H%  of  sulphur.  Slag  shall  show  in  the  abrasion 
test  a  loss  of  not  more  than  10%,  a  hardness  of  not  less  than  16  and  a  toughness  of 
not  less  than  5.    Slag  aggregates  shall  weigh  not  less  than  75  lb  per  cu  ft." 

Oakland,  Cal.,  Specifications  for  Broken  Stone  of  the  Wearing  Course. 
For  method  of  use,  see  Art.  11,  Method  G. 

u  Broken  Stone  for  the  Top  Course  shall  be  sound,  hard,  tough  and  have  irregular 
cleavage.  It  shall  be  free  from  lumps  of  clay,  loam,  or  other  foreign  materials,  and 
shall  have  clean,  fresh  surfaces.  It  shall  be  of  such  size  that  all  will  pass  a  screen 
having  circular  openings  2V»  in  in  diameter;  at  least  90%  will  pass  a  screen  having 
circular  openings  2  in  in  diameter,  and  at  least  85%  will  be  retained  on  a  screen  having 
circular  openings  >/«  in  in  diameter,  and  at  least  75%  shall  be  the  run  of  the  crusher 
between  said  2-in  and  1-in  sizes.  Not  more  than  1%  may  pass  a  screen  having  '/la- 
in circular  openings.  The  stone  shall  all  be  of  such  quality  that  it  will  not  lose  by 
abrasion  more  than  28%  of  its  original  weight  in  the  rattler  test. 

"  Screenings  for  the  Top  Course  shall  be  of  such  size  that  all  will  pass  a  screen 
having  circular  openings  •/«  in  in  diameter  and  at  least  05%  be  retained  on  a  screen 
having  Vifin  circular  openings,  and  shall  be  the  run  of  the  crusher  between  said 
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sizes.  Screenings  shall  be  broken  from  rock  of  the  quality  herein  specified  for  tin 
top  course,  excepting;  that  all  screenings  used  after  the  last  oiling  shall  be  from  rod 
that  will  lose  not  more  than  20%  of  its  original  weight  in  the  rattler  teat  prescribe! 
for  top-course  broken  stone. 

"  Rattler  Test.  The  aforesaid  rattler  tests  shall  be  conducted  in  the  rattler  usee 
for  this  purpose  in  the  laboratory  maintained  by  the  Street  Department  of  the  dtj 
of  Oakland.  Samples  for  this  test  shall  be  selected  by  Bhoveling  broken  stone  fron 
the  street,  screening  aa  hereinafter  described,  and  revolving  100  lb  cf  the  broken  stow 
in  the  rattler  at  a  rate  of  not  less  than  28  nor  more  than  30  rev  per  min.  Fca 
the  base  course  the  sample  shall  be  shaken  on  two  hand  screens  having  circular  open- 
ings respectively  4  in  and  1H  in  in  diameter  until  100  lb  is  obtained  that  passes  the 
larger  screen  and  is  retained  on  the  smaller;  and  the  revolutions  of  the  rattler  anal 
continue  until  it  has  revolved  1600  times.  For  the  top  course  the  sample  shall  bfi 
shaken  on  two  hand  screens  having  circular  openings  respectively  2  in  and  1  in  fa 
diameter  until  100  lb  is  obtained  that  pases  the  larger  screen  and  is  retained  on  tin 
smaller;  and  the  revolutions  of  the  rattler  shall  continue  until  it  has  revolved  GOOfl 
times." 

7.    Bituminous  Materials 

The  bituminous  materials  which  have  been  used  successfully  in  the 
construction  of  bituminous  pavements  built  by  penetration  methods,  in- 
clude asphalts,  refined  water-gas  tars,  refined  coal-gas  tars,  combinations 
of  refined  tars,  and  combinations  of  refined  tars  and  asphalts. 

Conclusions  on  Suitable  Bituminous  Materials  by  Hubbard  (88a).  "The  bitumi- 
nous material  used  in  the  construction  of  a  bituminous  macadam  pavement  is  the  same 
for  both  applications.  It  may  be  a  comparatively  soft  petroleum  asphalt,  fluxed 
native  asphalt,  or  a  heavy  refined  tar.  The  function  of  a  bituminous  cement  in  the 
bituminous  macadam  is  not  so  much  to  hold  the  wearing  course  up  as  to  keep  the 
large  stone  fragments  down  under  traffic.  The  keyed  stone  itself  has  sufficient  bearing 
quality  or  mechanical  stability  to  carry  traffic  and  it  is  therefore  possible  to  use  a 
much  softer  cement  than  for  the  same  thickness  of  fine  aggregates  which  lack  inherent 
mechanical  stability.  The  cements  most  advantageously  used  are,  however,  much 
nearer  solid  consistency  than  those  which  it  is  possible  to  use  in  the  construction  of 
a  bituminous  carpet  alone.  In  general,  it  is  advisable  to  use  a  softer  tar  product  than 
petroleum  or  asphalt  product." 

Forms  of  Reports  for  bituminous  materials,  as  follows,  were  adopted  at 
the  first  conference  of  State  Highway  Testing  Engineers  and  Chemists,  held 
at  the  U.  S.  O.  P.  R.  in  Feb.,  1917  (53b). 

"  Report  on  Sample  of  Tar.     (Classification  name  of  material). 

Laboratory  No (Date  Reported) 191 

Trade  name 

Identification  marks 

Submitted  by Title Address 

Sampled 191 Received 191.... 

Sampled  from 

Quantity  represented „ 

Manufactured  by • 

Location  used  or  to  be  used. 

Examined  for 

TEST  BE8UL3S 

General  characteristics 

Water 

Specific  gravity  25°  C/26°  C 

SnorMr  viscosity  Engler  at °  C    

t °C  time °C  time 

int  °C 

q  carbon  disulphide , 
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DISTILLATION 

Fractions 

Character 

Percentage 

by 

Volume 

Percentage 

by 

Weight 

170°  C 

• 

170°  C  to  235°  C 

255°  C  to  270°  C 

270°  C  to  300°  C 

Specific  gravity  of  distillate  25°  C/25°  C 

Melting  point  of  residue  °  C 

Insoluble  in  dimethyl  sulphate,  percent   of  fraction °  C  to °  C 

Report  on  Sample  of  Asphalt  Products.     (Classification  name  of  material.) 

Laboratory  No (Date  Reported) ,  191 . 

Trade  Name 

Identification  marks 

Submitted  by Title Address 

Sampled ,191 Received ,191. 

Sampled  from 

Quantity  represented 

Manufactured  by 

Location  used  or  to  be  used 

Erammed  for 


»» 


TEST  RESULTS 

General  characteristics 

Specific  gravity  25°  C/25°  C 

Flash  point,  °  C 

Specific  viscosity  Engler  at °  C •. 

Float  test °  C  sec ;    °  C  sec 

Penetration  25°  C,     100  g,    5  sec 

Penetration    0°  C,     200  g,  60  sec 

Penetration  46.1°  C,    60  g,    5  sec 

Melting  point,  °  C 

Ductility °C cm °C cm. 

at  105°  C,  5  hr 

at  163°  C.  5  hr 

Characteristics  of  residue 

Penetration  25°  C,  100  g,  5  sec 

Consistency  of  residue 

Float  test °  C  sec ;    °C  sec 

Total  bitumen,  soluble  in  CSa 

Organic  matter  insoluble 

Inorganic  matter  insoluble 

Percent  of  total  bitumen  insoluble  in  86°  B  naphtha 

Fixed  carbon 

Residue  of penetration 

Sources,  Manufacture,  Physical  and  Chemical  Properties,  Tests,  Trans- 
portation, Storage  and  Inspection  of  Bituminous  Materials.    See  Sect.  12. 

8.    Specifications  for  Bituminous  Materials 

Closed,  Blanket  and  Alternate  Type  Specifications  for  bituminous  ma- 
terials are  fully  discussed  in  Sect.  12,  Arts.  49  and  50.  In  this  article,  the 
specifications  of  the  Am.  Soc.  Mun.  Imp.  well  illustrate  the  alternate  type 
specifications.     The  Penn.  State  Highway  Dept.  specification  for  asphalt 
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cement  is  a  modification  of  a  typical  blanket  specification,  as  alternate  re- 
quirements for  different  kinds  of  asphalt  cement  are  given  in  the  sections 
covering  penetration  and  solubility  in  carbon  disulphide. 

The  Form  of  Specification  for  Asphalt  Cement  for  bituminous  macadam 
pavements  adopted  at  the  first  conference  of  State  Highway  Engineers  and 
Chemists  held  at  the  U.  S.  O.  P.  R.  in  Feb.,  1917  (53b),  was  as  follows: 

"General.  The  asphalt  cement  shall  be  homogeneous,  free  from  water,  and  shall 
not  foam  when  heated  to °  C  ( D  F). 

"Physical  and  Chemical  Properties.     It  shall  meet  the  following  requirements: 

1.  Specific  gravity  25°/  26°  C  (77°/77°  F) to 

2.  Flash  point not  lees  than °  C  ( °  F). 

3.  Melting  point °  C  ( °  F)  to °  C  ( °  F% 

or  Ductility  at °  C  ( °F),  not  less  than cm,  or cm 

to cm. 

4.  Penetration  at  25°  C*  (77°  F),  100  g,  5  sec to 

5.  Loss  at  163°  C  (825°  F),  5  hr not  over %^ 

Penetration  of  residue  at  25°  C  (77°  F),  100  g,  5  sec not  leas  than. • 

€.  Total  bitumen,  soluble  in  carbon  disulphide,  not  less  than %. 

a.  Organic  matter  insoluble not  over %. 

b.  Inorganic  matter  insoluble not  over %,  or %  to %. 

"Method  of  Testing.     Tests  of  the  physical  and  chemical  properties  of  the  asphalt 

cement  shall  be  made  in  accordance  with  the  methods  described,  or  referred  to  on 

page of  these  specifications,  test  Nos 

"Notes.  1.  In  some  instances  it  may  be  considered  desirable  to  include  an  86°  B 
naphtha  solubility  clause,  in  which  case  the  wording  should  "be:  Percent  of  total  bitu- 
men insoluble  in  86°  B  naphtha %  to %. 

2.  In  some  instances  it  may  be  considered  desirable  to  include  a  fixed  carbon  teat, 
in  which  case  the  wording  should  be:     Fixed  carbon %  to %. 

3.  In  certain  cases  the  inclusion  of  all  the  tests  listed  or  noted  may  not  be  desirable, 
but  it  is  necessary  to  use  certain  combinations  of  the  tests  in  order  to  secure  a  material 
suitable  for  a  specified  purpose." 

Am.  Soc.  Mun.  *Imp.  1917  Specifications  for  Asphalt  Cements  and 
Refined  Tars  for  Bituminous  Macadam  Pavements: 

"  Previous  Service.  The  Contractor  will  be  required  to  show,  to  the  satisfaction 
of  the  Engineer,  tha£  the  Company  manufacturing  the  asphalt  cement  or  refined  tar 
he  proposes  to  use  under  a  given  specification  has,  for  a  period  of  at  least  2  years, 
manufactured  asphalt  cement  or  refined  tar  in  a  thoroly  equipped  plant,  and  that 
asphalt  cement  or  refined  tar  manufactured  of  bituminous  material  obtained  from 
a  similar  source  to  that  which  he  proposes  to  use,  shall  have  been  in  continuous  and 
successful  use  in  bituminous  pavements  constructed  by  the  mixing  method  or  in 
bituminous  macadam  pavements  for  a  period  of  at  least  2  years  previous  to  the  date 
of  the  letting  in  which  his  proposal  was  submitted.  , 

"Asphalt  Cement  A  optional  with  asphalt  cements  B,  C,  D  and  refined  tars  E 
andF. 

1.  Asphalt  cement  A  shall  be  homogeneous,  free  from  water  and  shall  not  foam 
when  heated  to  177°  C  (350°  F). 

2.  It  shall  show  a  flash  point  of  not  less  than  205°  C  (400°  F)  when  tested  in  the 
New  York  State  Board  of  Health  Closed  Oil  Tester. 

3.  Its  specific  gravity,  at  a  temperature  of  25°  C  (77°  F),  shall  be  not  less  than  0.960 
nor  more  than  1.000. 

4.  When  tested  with  a  standard  No.  2  needle  by  means  of  a  standard  penetrometer, 
it  shall  show  penetrations  within  the  following  limits  for  the  conditions  stated,  the 
penetrations  being  expressed  in  hundredths  of  a  centimeter,  100  g  load,  5  sec,  at  25°  C 
(77°  F),  from  100  to  120;  200  g  load,  1  min,  at  4°  C  (39°  F),  not  less  than  60. 

♦In  some  instances  it  may  be  desirable  to  insert  a  requirement  for  penetration  at  the 
temperatures  of  0°  C  (32°  F)  and  46.1°  C  (115°  F)  in  which  cases  the  clauses  would  read 
as  follows: 

P<m«H^tion  at  0°  C  (32°  F),  200  g,  60 sec to or  not  leas  than 

iion  at  46,1°  C  (115° F),  50  gf  5  see, ......  to or  not  overv. . . . . 
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6.  Ite  melting  point  as  determined  by  the  cube  method  shall  be  not  less  than  60° 
C  (140°  P). 

6.  When  60  g  of  the  material  is  maintained  at  a  uniform  temperature  of  168°  C 
(825°  F)  f  or  6  hr  in  an  open  cylindrical  tin  dish  5H  cm  (about  2#  hi)  hi  diameter, 
with  vertical  sides  measuring  approximately  3M  cm  (about  VA  in)  in  depth,  the  loss 
in  weight  shall  not  exceed  2%  of  the  original  weight  of  the  sample.  The  penetration 
of  the  residue,  when  tested  as  described  in  Clause  4  with  a  standard  No.  2  needle 
under  a  load  of  100  g,  for  5  sec  at  25°  C  (77°  F)  shall  be  not  less  than  one-half  the 
penetration  of  the 'original  material  tested  under  the  same  condition. 

7.  Its  bitumen  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature,  shall  be  not  less  than  99.5%. 

8.  It  shall  be  soluble  in  chemically  pure  carbon  tetrachloride  at  room  temperature, 
to  the  extent  of  not  less  than  99.5%  of  its  bitumen  as  determined  by  Clause  7. 

9.  It  shall  be  soluble  in  862  to  88°  B  paraffin  naphtha,  of  which  at  least  85%  distills 
between-  35°  and  66°  C  (95°  and  149°  F),  to  the  extent  of  not  less  than  75%  nor  more 
than  85%  of  its  bitumen  as  determined  by  Clause  7. 

10.  It  shall  yield  not  less  than  8%  nor  more  than  12%  of  fixed  carbon. 
"Asphalt  Cement  B  optional  with  asphalt  cements  A,  C,  D,  and  refined  tars  E 

andF. 

1.  Asphalt  cement  B  shall  be  homogeneous,  free  from  water  and  shall  not  foam 
when  heated  to  177°  C  (360°  F). 

2.  It  shall  show  a  flash  point  of  not  less  than  205°  C  (400°  F)  when  tested  in  the 
New  York  State  Board  of  Health  Closed  Oil  Tester. 

3.  Its  specific  gravity,  at  a  temperature  of  25°  C  (77°  F),  shall  be  not  less  than  1.000 
nor  more  than  1.080. 

4.  When  tested  with  a  standard  No.  2  needle  by  means  of  a  standard  penetrometer, 
it  shall  show  penetrations  within  the  following  limits  for  the  conditions  stated,  the 
penetrations  being  expressed  in  hundredths  of  a  centimeter,  100  g  load,  5  sec,  at  25°  C 
(77°  F),  from  90  to  110;  200  g  load,  1  min,  at  4°  C  (89°  F),  not  less  than  15. 

&t  Its  "M>fr*i»g  point  as  determined  by  the  cube  method  shall  be  not  less  than  30°  C 

<9e°F)- 

6.  When  60  g  of  the  material  is  maintained  at  a  uniform  temperature  of  168°  C  (325° 
F)  for  5  hr  in  an  open  cylindrical  tin  dish  6H  cm  (about  2)£  in)  in  diameter*  with 
vertical  sides  measuring  approximately  8>g  cm  (about  1J4  in)  in  depth,  the  loss  in  weight 
shall  not  exceed  2.0%  of  the  original  weight  of  the  sample.  The  penetration  of  the 
residue,  when  tested  as  described  in  Clause  4  with  a  standard  No.  2  needle  under  a 
load  of  100  g  for  6  sec  at  25°  C  (77°  F),  shall  be  not  less  than  one-half  the  penetration 
of  the  original  material  tested  under  the  same  conditions. 

7.  Its  bitumen,  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature,  shall  be  not  less  than  99.5%. 

8.  It  shall  be  soluble  in  chemically  pure  carbon  tetrachloride  at  room  temperature, 
to  the  extent  of  not  less  than  99.6%  of  its  bitumen  as  determined  by  Clause  7. 

9.  It  shall  be  soluble  in  86°  to  88°  B  paraffin  naphtha,  of  which  at  least  85%  distills 
between  86°  and  65°  C  (95°  and  149°  F),  to  the  extent  of  not  less  than  75%  nor  more 
than  86%  of  its  bitumen  as  determined  by  Clause  7. 

10.  It  shall  yield  not  less  than  9%  nor  more  than  13%  of  fixed  carbon. 
"Asphalt  Cement  C  optional  with  asphalt  cements  A,  B,  D,  and  refined  tars  E  and  F. 
L.  Asphalt  cement  C  shall  be  homogeneous,  free  from  water  and  shall  not  foam 

when  heated  to  177°  C  (850°  F). 

2.  It  shall  show  a  flash  point  of  not  less  than  205°  C  (400°  F)  when  tested  in  the 
New  York  State  Board  of  Health  Closed  Oil  Tester. 

8.  Its  specific  gravity,  at  a  temperature  of  26°  C  (77°  F)  shall  be  not  less  than  1.025 
nor  more  than  1.045. 

4.  When  tested  with  a  standard  No.  2  needle  by  means  of  a  standard  penetrometer, 
it  shall  show  penetrations  within  the  following  limits  for  the  conditions  stated,  the 
penetrations  being  expressed  in  hundredths  of  a  centimeter:  100  g  load,  6  sec,  at 
25°  C  (77°  F),  from  110  to  180;  200  g  load,  1  min,  at  4°  C  (39°  F)  not  lean  than  30. 

6.  Its  melting  point  as  determined  by  the  cube  method  shall  be  not  less  than  40°  C 
(104°  F).  ^  ^ 

6.  When  60  g  of  the  material  b  maintained  at  a  uniform  temperature  "'  *~~"  " 
(326°  F)  for  5  hr  ft  an  open  cylindrical  tin  dish  6H  cm  (about  2M  in)  in  diw 
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vertical  sides  measuring  approximately  3^  cm  (about  IK  in)  in  depth,  the  iocs  in  weight 
shall  not  exceed  2%  of  the  original  weight  of  the  sample.  The  penetration  of  the 
residue,  when  tested  as  described  in  Clause  4  with  a  standard  No.  2  needle  under  a 
load  of  100  g  for  5  sec  at  25°  C  (77°  F),  shall  be  not  less  than  one-half  the  penetration 
of  the  original  material  tested  under  the  same  conditions. 

7.  Its  bitumen,  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature,  shall  be  not  less  than  99.5%. 

8.  It  shall  be  soluble  in  chemically  pure  carbon  tetrachloride  at  room  temperature, 
to  the  extent  of  not  less  than  99.5%  of  its  bitumen  as  determned  by  Clause  1, 

9.  It  shall  be  soluble  in  86°  to  88°  B  paraffin  naphtha,  of  which  at  least  85%  distills 
between  35°  and  65°  C  (95°  and  149°  F)  to  the  extent  of  not  less  than  70%  nor  more 
than  80%  of  its  bitumen  as  determined  by  Clause  7. 

10.  It  shall  yield  not  less  than  12%  nor  more  than  17%  of  fixed  carbon. 

"Asphalt  Cement  D  optional  with  asphalt  cements  A,  B,  C,  and  refined  tars  E  and  F. 

1.  Asphalt  cement  D  shall  be  homogeneous,  free  from  water  and  shall  not  foam 
when  heated  to  177°  C  (350°  F). 

2.  It  shall  show  a  flash  point  of  not  leas  than  163°  C.  (325°  F)  when  tested  in  the 
New  York  State  Board  of  Health  Closed  Oil  Tester. 

8.  Its  specific  gravity,  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  less  than  1.035 
nor  more  than  1.060. 

4.  When  tested  with  a  standard  No.  2  needle  by  means  of  a  standard  penetrometer, 
it  shall  show  penetrations  within  the  following  limits  for  the  conditions  stated,  the 
penetrations  being  expressed  in  hundredths  of  a  centimeter:  100  g  load,  5  sec,  at 
25°  C  (77°  F),  from  130  to  160;  200  g  load,  1  min  at  4°  C  (39°  F),  not  Ices  than  30. 

6.  When  tested  by  means  of  the  New  York  Testing  Laboratory  Float  Apparatus 
the  float  Shall  not  sink  in  water  maintained  at  66°  C  (150°  F)  in  less  than  120  sec  nor 
more  than  180  sec 

6.  When  50  g  of  the  material  is  maintained  at  a  uniform  temperature  of  168°  C 
(825°  F)  for  5  hr  in  an  open  cylindrical  tin  dish  5>i  cm  (about  2\A  in)  in  diameter, 
with  vertical  sides  measuring  approximately  3K  cm  (about  IK  in)  in  depth,  the  loss 
in  weight  shall  not  exceed  3%  of  the  original  weight  of  the  sample.  The  penetration 
of  the  residue,  when  tested  as  described  in  Clause  4  with  a  standard  No.  2  needle 
under  a  load  of  100  g,  for  5  sec  at  25°  C  (77°  F),  shall  be  not  less  than  one-half  the 
penetration  of  the  original  material  tested  under  the  same  conditions. 

7.  Its  bitumen,  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature,  shall  be  not  less  than  94%  nor  more  than  98%. 

8.  It  shall  be  soluble  in  chemically  pure  carbon  tetrachloride  at  room  temperature 
to  the  extent  of  not  less  than  98.5%  of  its  bitumen  as  determined  by  Clause  7. 

9.  It  shall  be  soluble  in  86°  to  88°  B  paraffin  naphtha,  of  which  at  least  85%  distills 
between  35°  and  65°  C  (95°  and  149°  F)  to  the  extent  of  not  less  than  75%  nor  more 
than  85%  of  its  bitumen  as  determined  by  Clause  7. 

10.  It  shall  yield  not  less  than  11%  nor  more  than  14%  of  fixed  carbon. 

11.  Upon  ignition  it  shall  yield  not  less  than  1%  nor  more  than  3%  of  ash. 

"  Refined  Tar  E  optional  with  asphalt  cements  A,  B,  C,  D,  and  refined  tar  F. 

1.  Refined  tar  E  shall  be  homogeneous,  free  from  water,  and  shall  not  foam  when 
heated  to  121»  C  (250°  F). 

2.  Its  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  less  than  1.150 
nor  more  than  1.200. 

3.  When  tested  by  means  of  the  New  York  Testing  Laboratory  Float  Apparatus, 
the  float  shall  not  sink  in  water  maintained  at  50°  C  (122°  F)  in  less  than  120  nor  more 
than  150  sec. 

4.  Its  bitumen  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature,  shall  be  not  less  than  95%,  and  it  shall  show  not  more  than 
0.2%  ash  upon  ignition  of  the  material  insoluble  in  carbon  disulphide. 

5.  When  distilled  according  to  the  tentative  method  recommended  by  Qom.  D-4, 
Am.  Soc.  Tost.  Mat.  in  1911,  it  shall  yield  not  more  than  0.5%  distillate  at  a  temper- 
ature lower  than  170°  C  (338°  F);  not  more  than  12%  shall  distill  below  270°  C  (618°  F) 
anrl  not  more  than  25%  shall  distill  below  300°  C  (572°  F). 

*"tal  distillate  from  the  test  made  in  accordance  with  Clause  5  shall  have 
avity  at  a  temperature  of  25°  C  (77°  F)  of  not  less  than  0.980  nor  more 
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7.  The  melting  point,  as  determined  in  water  by  the  cube  method,  of  the  pitch 
residue  remaining  after  distillation  to  800°  C  (572°  F)  in  accordance  with  the  test 
described  in  Clause  5,  shall  be  not  more  than  75°  C  (167°  F). 

•*  Refined  Tar  F  optional  with  asphalt  cements  A,  B,  C,  D,  and  refined  tar  E. 

1.  Refined  tar  F  shall  be  homogeneous,  free  from  water,  and  shall  not  foam  when 
heated  to  121°  C  (250°  F). 

2.  Its  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  less  than  1.180 
nor  more  than  1.300. 

8.  When  tested  by  means  of  the  New  York  Testing  Laboratory  Float  Apparatus, 
the  float  shall  not  sink  in  water  maintained  at  50°  C  (122°  F)  in  less  than  150  nor 
more  than  180  sec. 

4.  Its  bitumen  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature,  shall  be  not  less  than  80%  nor  more  than  95%,  and  it  shall 
show  not  more  than  0.2%  ash  upon  ignition  of  the  material  insoluble  in  carbon 
disulphide. 

5.  When  distilled  according  to  the  tentative  method  recommended  by  Com.  D-4 
of  the  Am.  Soc  Test.  Mat.  in  1911,  it  shall  yield  not  more  than  0.5%  distillate  at  a 
temperature  lower  than  170°  C  (338°  F);  not  more  than  10%  shall  distill  below  270°  C 
(518°  F).  and  not  more  than  20%  shall  distill  below  300°  C  (572°  F). 

6.  The  total  distillate  from  the  test  made  in  accordance  with  Clause  5  shall  have 
a  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  of  not  less  than  1.020. 

7.  The  melting  point,  as  determined  in  water  by  the  cube  method,  of  the  pitch 
residue  remaining  after  distillation  to  300°  C  (572°  F)  in  accordance  with  the  test 
described  in  Clause  5,  shall  be  not  more  than  75°  C  (167°  F). 

Notes:  Asphalt  cements  can  be  manufactured  from  Gilsonite  and  asphaltic  oil 
to  meet  specification  A;  from  Texas  and  California  asphaltic  oils  to  meet  specification 
B;  from  Mexican  asphaltic  oils  to  meet  specification  C;  from  asphaltic  material  from 
Bermudez  to  meet  specification  D.  Refined  tars  can  be  manufactured  from  water-gas 
tar  to  meet  specification  E;  and  from  coal  tar  or  a  combination  of  coal  tar  and  water- 
gas  tar  to  meet  specification  F. 

"  Delivery.  The  asphalt  cement  or  refined  tar  shall  be  delivered  in  suitable  con- 
tainers, far  enough  in  advance  of  its  use  in  the  work  to  permit  the  necessary  tests 
to  be  made.  Each  container  shall  be  plainly  labelled  with  the  trade  name  of  the 
asphalt  cement  or  refined  tar,  name  of  manufacturer,  gross  weight  and  net  weight. 
Each  shipment  and  each  carload  shall  be  kept  separate. 

"  Bills  of  Lading.  The  contractor  shall  furnish  the  Engineer  on  or  before  the 
arrival  of  each  shipment  at  or  near  the  site  of  the  work,  bills  of  lading,  or  correct  copies 
thereof,  which  shall  state  the  trade  name  of  the  asphalt  cement  or  refined  tar,  and  the 
name  and  address  of  the  company  manufacturing  and  supplying  it. 

11  Samples  will  be  taken  by  the  Engineer  from  each  carload  of  asphalt  cement  or 
refined  tar  when  delivered  at  the  work,  unless  satisfactory  arrangements  can  be  made 
for  sampling  before  shipment.  Such  samples  shall  be  analyzed  by  the  Engineer  to 
assure  the  delivery  of  an  asphalt  cement  or  refined  tar  of  the  specified  quality  and 
to  determine,  for  purpose  of  payment,  the  quantity  of  bitumen. 

"  Work  Included.  Under  this  item  the  contractor  shall  furnish  and  deliver  on  the 
work  at  such  points  as  directed  an  asphalt  cement  or  refined  tar  which  conforms  with 
the  specifications  of  any  one  of  the  asphalt  cements  or  refined  tars  given  above. 

"  Measurement  and  Payment.  The  quantity  of  bitumen  in  the  asphalt  cement 
or  refined  tar,  to  be  paid  for  under  this  item,  shall  be  the  number  of  tons,  determined 
in  accordance  with  the  paragraph  headed  samples,  contained  in  the  asphalt  cement 
or  refined  tar  placed  in  the  pavement  in  accordance  with  the  specifications  and  require- 
ments, or  used  as  directed  for  other  purposes.  The  percentage  of  bitumen  determined 
by  an  average  of  the  analyses  of  the  acceptable  samples  taken  by  the  Engineer  during 
a  given  month  shall  be  used  as  the  basis  for  payment  for  the  asphalt  cement  or  refined 
tar  used  during  that  month.  Asphalt  cement  or  refined  tar  that  is  wasted  shall  not 
be  included  in  the  measurement  under  this  item.  The  price  stipulated  in  this  item  shall 
include  the  cost  of  furnishing,  hauling  and  delivering  the  asphalt  cement  or  refined  tar 
at  the  work,  and  all  expenses  incidental  thereto." 
Ohio  State  Highway  Dept.  Specifications  for  Asphalt  Cement  (46)  are 

as  follows: 
"1.  It  shall  be  homogeneous  in  character. 
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2.  It  shall  have  a  specific  gravity  at  25°  C  (77°  F)  of  sot  less  than  0.980. 

3.  Its  solubility  at  air  temperature  is  chemically  pure  carbon  disulphide  for  the 
following  materials,  or  materials  similar  thereto,  shall  be  at  least  99.5%  for  pure  bite- 
men  products,  95%  for  Bermudez  products,  81%  for  Cuban  products  and  66%  for 
Trinidad  products. 

4.  It  shall  contain  not  less  than  15%  nor  more  than  28%,  of  bitumen  insoluble  in 
86°  B  paraffin  naphtha. 

6.  The  penetration  for  pure  bitumen  products  shall  be  between  9  and  12  mm  and 
for  fluxed  native  asphalts  between  12  and  16  mm  when  tested  for  5  sec  at  26°  C  (77*  F) 
with  a  No.  2  needle  weighed  with  100  g. 

6.  When  20  g  of  the  material  are  heated  for  5  hr  in  a  cylindrical  tin  dish 
mately  2H  in  in  diameter  by  %  in  high  at  a  temperature  of  163°  C  (325°  F)  the 
in  weight  shall  not  exceed  5%.    The  penetration,  6  sec,  25°  C  (77°  F),  No.  2 
100  g  weight,  of  this  residue  shall  be  at  least  50%  of  the  original  penetration. 

7.  Its  fixed  carbon  shall  be  not  less  than  8%  nor  more  than  16%. 

8.  It  shall  have  a  ductility  at  25°  C  (77°  F)  of  not  less  than  30  cm,  Dow  mold. 

9.  Of  the  total  bitumen  not  more  than  1%  by  weight  shall  be  insoluble  in 
cally  pure  carbon  tetrachloride. 

10.  The  flash  point  in  open  cup  shall  be  not  less  than  180°  C  (356°  F). 

11.  It  shall  be  free  from  water  and  shall  not  foam  when  heated  to  177°  G  (850°  F). 

12.  All  bituminous  material  used  in  a  given  construction  shall  be  uniform  in  char* 
acter,  appearance  and  viscosity." 

Oakland,  Cal.,  Specifications  for  Asphaltic  Oil.  For  method  of  use,  see 
Art.  11,  Method  G. 

"  The  Oil  used  shall  be  a  natural  oil  of  an  asphaltic  base,  treated  to  remove  water 
or  sediment,  or  the  residuum  of  such  an  oil  from  which  the  volatile  material  has  been 
removed  by  distillation.  It  must  not  have  been  injured  by  overheating,  and  it  moat 
not  be  a  mixture  of  solid  asphalt  and  lighter  oils  or  distillates. 

"Asphalt.  The  oil  shall  contain  not  less  than  88%  of  asphalt  having,  at  a  temperature 
of  26°  C  (77°  F),  a  penetration  of  80  District  of  Columbia  Standard.  The  amount  off 
asphalt  in  the  oil  shall  be  determined  by  heating  25  g  of  said  oil  or  residuum  in  a 
cylindrical  metal  dish  in  an  oven,  first  at  a  temperature  of  121°  C  (250°  F)  to  a  con- 
stant weight,  and  then  at  a  temperature  of  204°  C  (400°  F)  until  it  has  reached  the 
proper  consistency  when  the  residue  shall  be  weighed.  The  metal  dish  specified  in 
this  test  shall  be  between  2\i  and  2H  in  in  diameter,  and  between  %  and  1  in  in  depth. 

"Consistency  and  Volatility.  When  brought  upon  the  street,  the  oil  shall  have  a 
penetration  of  not  less  than  200  District  of  Columbia  Standard.  The  oil  shall  lose 
not  more  than  1H%  of  volatile  matter  when  heated,  as  above  described,  at  a  tem- 
perature of  121°  C  (250°  F)  to  a  constant  weight.  The  residue  in  the  dish,  after  being 
heated,  as  above  described,  at  a  temperature  of  121°  C  (260°  F)  to  a  constant  weight, 
shall  be  further  heated  at  a  temperature  of  163°  C  (826°  F)  for  5  hr.  The  penetration 
of  the  residue  after  such  heating  shall  not  be  less  than  100  nor  more  than  400  District 
of  Columbia  Standard. 

"Fixed  Carbon.  The  oil  shall  yield  not  less  than  3%  nor  more  than  12%  of  fixed 
carbon. 

"Organic  Impurities.  The  oil  shall  contain  not  more  than  0.2%  of  bituminous 
matter  insoluble  in  carbon  tetrachloride  at  temperatures  between  15°  and  21°  C  (60° 
and  704  F).     It  shall  contain  no  free  carbon  and  shall  be  free  from  the  odor  of  tar. 

"Adhesiveness.  The  oil  shall  show  an  adhesive  strength  of  not  less  than  160  see 
per  rev  when  tested  at  a  temperature  of  25°  C  (77°  F)  on  the  Osborne  Adhesive  Test 
Apparatus  in  the  laboratory  maintained  by  the  Street  Department  of  the  City  of 
Oakland." 

British  Standard  Specification  for  Pitch,  baaed  on  specifications  of  the 
Road  Board  of  England  and  adopted  in  1916  by  the  Engineering  Standards 
Com.  of  Great  Britain  (12). 

"  1.  General.  This  pitch  is  suitable  for  pitch-grouting.  See  Road  Board  of  England 
Genera1  Directions  for  Pitch-Grouting,  Art.  11. 

"stency.  The  pitch  is  obtained  of  the  required  consistency  most  con- 
running  it  off  from  tar  stills  in  which  the  distillation  of  the  tar  has  been 
i  point  at  which  the  residual  pitch  will  give  a  penetration  of  70,  or  such 
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other  penetration  as  may  be  specified  to  salt  climatic  or  local  conditions,  when  tested 
at  25°  C  (77°  F)  on  a  penetrometer.  Harder  pitch  may  be  softened  or  cut  back,  in 
the  stfll  or  in  a  mixer  at  the  tar  works,  to  the  extent  necessary  for  it  to  give  this  pene- 
tration, by  the  addition  of  tar  oil  of  the  grade  specified  below  in  Clauses  7  to  10.  Where 
pitch  of  the  required  consistency  is  not  thus  directly  procurable,  it  may  be  prepared 
by  sflffr— fag  commercial  soft  pitch,  ss  specified  below  in  Clauses  4  to  6,  by  the  addition 
of  tar  oil  as  specified  below  in  Clauses  7  to  10.  In  preparing  the  softened  pitch  in 
tins  ■>■»"•«■  the  tar  oil  is  added  to  the  pitch  in  the  manner  described  under  Instructions 
far  Melting  the  Pitch  in  the  Road  Board  General  Directions  for  Surfacing  with  Pitch- 
Groated  Macadam,  in  such  proportions  that  the  resultant  softened  pitch  will  give  a 
penetration  of  70,  or  such  other  penetration  as  may  be  specified  to  suit  climatic  or 
local  conditions,  when  tested  at  25°  C  (77°  F)  on  a  penetrometer,  with  a  No.  2  needle 
weighed  to  100  g  for  5  sec 

M  S.  Prepared  Pitch  from  Tar  Distilleries.  Ghnhbal  Characthkihtics.  Pitch 
which  has  been  procured  of  the  required  consistency  directly  from  a  tar  distillery 
needs  only  to  be  thoroly  melted  in  the  pitch  heaters  or  boilers,  but  as  a  precaution 
against  burning,  1  to  2%  of  tar  oil  may  advantageously  be  put  into  the  boilers  with 
the  pitch.  Pitch  which  has  been  procured  of  the  required  consistency  directly  from 
a  tar  distillery  shall  not  yield  more  than  4%  of  distillate  below  270°  C  (618°  F)  on 
distillation  as  described  in  Clause  5,  and  shall  contain  not  less  than  16%  and  not 
more  than  28%  of  free  carbon,  as  defined  below  in  Clause  6. 

M  4.  Commercial  Soft  Pitch.  The  pitch  shall  be  derived  wholly  from  tar  produced  in 
the  carbonisation  of  coal,  except  that  it  may  contain  not  more  than  26%  of  pitch 
derived  from  tar  produced  in  the  manufacture  of  carburetted  water-gas. 

"5.  Fractionat  on.  On  distillation  in  a  litre  fractionating  flask,  a  distillation 
flask  without  special  fractionating  column,  H  to  H  filled,  the  pitch  shall  yield  the 
proportions  by  weight  of  distillates  stated  below;  the  temperatures  of  distillation 
being  read  on  a  thermometer  of  which  the  bulb  is  opposite  the  side  tube  of  the  flask: 
Below  270°  C  (618°  F),  not  more  than  1%  of  distillate;  between  270°  and  815°  C 
(518°  and  699°  F)  not  less  than  2%  and  not  more  than  5%  of  distillate. 

"6.  Free  Cabbon.  The  pitch  shall  contain  not  less  than'  18%  and  not  more  than 
81%  by  weight  of  free  carbon.  The  free  carbon  is  to  be  determined  by  the  weight  of 
the  residue  after  complete  extraction  of  all  matter  soluble  in  benzol  or  disulphide  of 
carbon.  The  extraction  is  best  carried  out  in  a  Soxhlet  or  similar  apparatus  by 
dkulphide  of  carbon  followed  by  benzol. 

"  7.  Tar  Oil.  Source  of  Tar  Oil.  The  tar  oil  to  be  used  is  preferably  a  filtered 
green  or  anthracene  oil,  and  shall  be  derived  wholly  from  tar  produced  in  the  carboni- 
sation of  coal  or  from  such  tar  mixed  with  not  more  than  25%  of  its  volume  of  tar 
produced  in  the  manufacture  of  carburetted  water-gas. 

"8.  Specific  Gravity.  The  specific  gravity  of  the  tar  oil  at  20°  C  (68°  F)  shall 
He  between  1.065  and  1.085. 

"9.  Freedom  from  Naphthalene  and  Anthracene.  The  tar  oil  after  standing 
for  H  hr  at  20°  C  (68°  F)  shall  remain  clear  and  free  from  solid  matter,  naphthalene, 
anthracene,  etc. 

M 10.  Fractionation.  The  tar  oil  shall  be  commercially  free  from  light  oils  and 
water.  On  distillation  in  a  litre  fractionating  flask,  a  distillation  flask  without  special 
fractionating  column,  M  to  %  filled,  the  tar  oil  shall  yield  the  proportions  by  weight 
of  distillates  stated  below;  the  temperatures  of  distillation  being  read  on  a  thermometer 
of  which  the  bulb  is  opposite  the  side  tube  of  the  flask:  Below  170°  C  (338°  F),  not  more 
than  1%  of  distillate,  light  oils  and  water,  if  any;  below  270°  C  (5.18°  F),  not 
more  than  30%  of  distillate,  middle  oils,  and  light  oils  and  water,  if  any;  below  880°  C 
(626°  F),  not  less  than  95%  of  distillate,  heavy  oils,  middle  oils,  and  light  oils  and 
water,  if  any." 

CONSTRUCTION 

9.    Mechanical  Appliances 

In  the  various  methods  of  constructing  the  wearing  course,  the  bitu- 
minous material  is  distributed  by  hand-pouring  applications,  gravity  dis- 
tributors and  pressure  distributors.     For  descriptions  and  factors  governing 
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selection  of  vehicular  distributors,  see  Sect.  14,  Ait.  6.  It  is  evident  that 
uniform  application  of  the  bituminous  material  will  depend  upon  the 
suitability  and  the  careful  manipulation  of  the  method  of  distribution 
employed.  In  using  vehicular  distributors,  one  cause  of  uneven  distri- 
bution of  the  bituminous  material  is  overlapping  of  applications.  The  use 
of  strips  of  tar  or  wrapping  paper,  from  3  to  5  ft  in  width,  placed  at  the 
edge  of  an  application  has  prevented  sections  of  the  wearing  course  re- 
ceiving double  the  amount  of  bituminous  cement  specified. 

Pouring  cans  have  been  used  extensively,  and  in  some  cases  remarkably 
successful  results  have  been  secured.  Their  satisfactory  use  requires  expert 
and  painstaking  supervision.  Where  the  construction  work  is  done  by  well- 
trained  labor  of  a  highway  department  and  under  the  direction  of  an  ex- 
perienced engineer,  it  is  possible  to  efficiently  use  this  method  of  distribution; 
as  examples,  the  Pitchmac  pavements  of  Liverpool  (see  Art.  10)  and  bitumi- 
nous macadam  pavements  of  Alexandria,  Va.  (see  Arts.  9  and  12)  may  be 
cited.  Due  to  the  extreme  variability  in  the  experience  and  quality  of 
work  of  labor  and  contractors,  the  hand-pouring  method  should  not  be 
used  on  work  covered  by  the  usual  type  of  contract  (without  qualification 
requirements)  used  in  the  United  States.  The  same  comments  apply  to  the 
use  of  hand-drawn  pressure  distributors  and  all  types  of  gravity  distributors. 

Pressure  distributors  vary  in  many  details  of  construction  and  operation. 
It  is  essential,  therefore,  in  connection  with  contract  work  to  include  in 
specifications    definite    requirements  covering  the  variable  factors.     Un- 
essential details  should  not  be  included  as  competition  on  contract  work 
will  thereby  be  curtailed.     The  specification  should,  however,  include  re- 
quirements which  will  insure  the  use  of  machines  suitable  for  the  method 
and  the  types  and  grades  of  bituminous  materials  employed,  the  prevention 
of  formation  of  ruts  and  the  disturbance  of  the  wearing  course,  and  ease  in 
manipulation  and  supervision.     As  an  example  of  a  good  general  specifica- 
tion, that  of  the  Am.  Soc.  Mun.  Imp.  is  cited.     Most  types  of  pressure  dis- 
tributors which  are  drawn  by  road  rollers  or  tractors  or  are  mounted  on 
motor  truck  chassis,  have  been  employed  in  the  construction  of  bituminous 
macadam  pavements  as  well  as  for  the  construction  and  maintenance  of 
bituminous  surfaces  (see  Sect.  14,  Art.  6).     Some  machines,  however,  have 
been  especially  designed  for  penetration  work;  as  for  example,  a  distributor 
having  its  bituminous  material  tank  and  distributing  apparatus  mount* 
on  a  sectional  roller,  the  pressure  being  furnished  by  an  air  compi 
attached  to  a  steam  road  roller  or  tractor. 

Am.  Soc.  Mun.  Imp.  Specification  for  Pressure  Distributor.    To  secure  unifoi 
distribution  and  to  provide  for  such  details  as  means  of  control  of  proper  pi 
and  temperature  and  prevention  of  rutting  of  the  wearing  course  during  constructs 
the  Am.  Soc  Mun.  Imp.  prescribed  in  its  1917  specifications  the  following  requirement 
"The  pressure  distributor  employed  shall  be  so  designed  and  operated  as  to  distribul 
the  bituminous  materials  specified  uniformly  under  a  pressure  of  not  less  than  20 
nor  more  than  75  lb  per  sq  in  in  the  amount  and  between  the  limits  of  temperat 
specified.     It  shall  be  supplied  with  an  accurate  stationary  thermometer  in  the 
containing  the  bituminous  material  and  with  an  accurate  pressure  gauge  so  locat 
as  to  be  easily  observed  by  the  Engineer  while  walking  beside  the  distributor, 
shall  be  so  operated  that,  at  the  termination  of  each  run,  the  bituminous  matei 
will  be  at  once  shut  off.    It  shall  be  so  designed  that  the  normal  width  of  applicatk 
shall  be  not  less  than  6  ft  and  so  that  it  will  be  possible  on  either  side  of  the 

ipply  widths  of  not  more  than  2  ft.    The  distributor  shall  be  provided  with  wh« 
g  tires  each  of  which  shall  not  be  less  than  18  in  in  width,  the  allowed  maximi 
ire  per  sq  in  of  tire  being  dependent  upon  the  following  relationship  between 
lid  pressure  and  the  diameter  of  the  wheel:    For  a  2-ft  diameter  wheal,  250 
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shall  be  the  maximum  pressure  per  tin  in  of  width  of  tire  per  wheel,  an  additional 
pressure  of  20  lb  per  in  being  allowed  for  each  additional  8  in  in  diameter." 

Efficient  Method  of  Using  Pouring  Cans  in  Alexandria,  Va.,  as  described  by  E.  C. 
Dunn,  City  Engineer  (28).  For  details  of  cost  of  construction  in  1916,  see  Art.  12. 
"The  standard  work  is  built  8  in  thick,  the  base  being  5  in  of  locomotive  cinder  con- 
crete, and  the  top  8  in  of  broken  stone  and  asphalt.  The  stone  herein  called  l}^-in 
stone  is  the  crusher  product  between  1%  and  2 34 -in;  %-in  stone  is  the  crusher  product 
between  H  and  lK~in»  *nd  stone  chips  is  the  crusher  product  between  %  and  %-in. 

"For  tile  concrete  a  rather  poor  mixture  is  used,  about  1:3>£:8*  As  fast  as  the 
concrete  is  laid,  it  is  uniformly  covered  with  about  50  lb  per  sq  yd  of  l>£-in  stone, 
and  rammed  to  a  generally  uniform  surface,  but  not  a  smooth  one,  the  object  being 
to  imbed  the  stone,  and  yet  leave  a  rough  finish.  The  general  plane  of  the  rammed 
concrete  is  8  in  below  the  finished  grade  with  the  stone  projecting. 

"The  first  course  of  VA-in  stone  is  hauled  over  the  concrete,  dumped  on  sheet  iron 
plates,  and  shoveled  into  place  and  raked  to  the  approximate  finished  grade  and  sur- 
face. The  amount  of  stone  in  this  course  averages  220  lb  per  sq  yd.  Thoro  rolling, 
and  the  elimination  of  surface  inequalities  is  considered  necessary  before  the  asphalt 
Is  poured. 

"The  first  coat  of  asphalt,  from  60  to  67%  of  the  total  amount  used,  is  poured  into 
the  first  coat  of  stone,  diagonally  across  the  road  from  8-in  spout  pots,  in  measured 
lengths  calculated  to  uniformly  take  the  contents  of  a  pot  as  averagely  filled  at  the 
heating  kettle.  In  pouring  wider  spaces  than  the  ordinary  the  tape  line  is  held  for 
each  pot*  but  always  each  pouring  is  in  the  opposite  directicn  from  the  adjoining  one. 
Two  men  do  the  pouring,  one  starting  at  one  side  of  the  road  and  the  other  starting  at 
the  other,  and  a  third  man,  using  a  pot  with  spout  opening  about  3/^  by  1  in,  fills  in 
any  place  not  covered  by  the  other  two.  Constant  check  is  kept  on  the  distance. 
Effort  is  made  to  keep  the  asphalt  at  the  temperature  at  which  it  flows  freely  without 
objectionable  spattering.  With  the  asphalt  in  this  condition  the  men  pour  a  more 
uniform  width  without  lapping  or  leaving  streaks;  keep  a  more  uniform  rate  of  speed 
across  the  road,  and  a  thicker  coating  is  held  on  the  stone  in  the  upper  portion  of  the 
course  than  when  the  asphalt  is  at  a  higher  temperature;  and  the  penetration  is  suffi- 
cient. The  pourers  quickly  learn  the  knack  of  walking  faster  when  starting  with 
the  pot  full  and  slowing  up  when  it  is  emptied  so  that  the  rate  of  distribution  is  prac- 
tically uniform. 

"Progressively  with  the  pouring  an  average  of  50  lb  per  sq  yd  of  %-xn  stone  is 
spread  aa  uniformly  as  possible  on  the  asphalt  immediately  after  it  is  poured.  Men 
with  street  brooms  follow  the  stone  spreaders,  smoothing  out  the  stone  when  lumped. 
and  covering  any  omitted  space  and  the  roller  keeps  up  as  close  as  possible  in  order 
to  roll  in  the  stone  while  the  asphalt  is  hot.  The  rolling  is  continued  until  the  stone 
crushes,  when  the  entire  surface  is  lightly  broomed  and  then  it  is  rolled  again.  The 
operation  is  repeated  one  or  more  times  until  the  resulting  surface  presents  a  uni- 
formity of  smaller  stone  than  that  originally  spread,  the  surface  voids  in  the  under- 
lying course  of  stone  apparently  filled  and  the  asphalt  surface  apparently  covered. 
Some  judgment  should  be  exercised  according  to  the  material  used;  excessive  crush- 
ing tending  to  produce  an  impervious  surface  over  the  underlying  work.  Usually  no 
brooming  is  done  after  the  last  rolling  of  this  coat. 

"The  second  coat  of  asphalt,  from  40  to  33%  of  the  total  amount  used,  is  poured 
into  the*  second  course  of  stone  in  the  same  manner  described  for  the  first  coat,  except 
that  the  distance  diagonal  measured  is  laid  out  across  the  road  for  one  half  a  pot  and  in 
a  direction  to  cross  the  pouring  lines  of  the  first  coat,  and  the  pourers  cross  the  road 
and  return  in  pouring  the  full  pot,  and  both  pourers  start  from  the  same  side. 

"The  finished  coat  of  chips,  averaging  80  lb  per  sq  yd,  is  spread,  rolled,  broomed 
and  reroQed  as  described  for  the  second  course  of  stone.  The  completed  road  is  fin- 
ished M  in  higher  than  grade  and  the  ultimately  compressed  surface. 

"The  general  results  (of  the  1915  and  1916  work)  have  been  good  to  the  present 
time  (1917).  No  ravels,  ruts  or  waves  have  developed  and  no  bleeding  sufficient  to 
require  sanding,  and  nothing  has  been  spent  for  repairs  on  any  section  in  which  asphalt 
was  used.  The  surface  texture  has  become  smoother  each  year  and  only  a  minimum 
of  large  stone  show  on  the  oldest  sections.  However,  in  comparison  with  the  higher 
class  pavements,  the  roads  fall  short  of  perfect  conformity  to  grade  and  sec**""  fFl>« 
■fight  inequalities  seem  hard  to  overcome  with  any  justifiable  expense,  an' 
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ably  due  to  one  or  a  combination  of  the  following:  The  separation  of  the  larger 
the  smaller  atone  in  the  first  course;  the  unyielding  concrete  base  with  the  small 
available  roller  used;  and  insufficient  care  at  times  in  placing  and  spreading  the 
stone.  An  objectional  feature  is  that  usually  the  work  does  not  smooth  out  until 
the  summer  after  the  work  b  laid.  In  the  interim  there  are  the  apparent  necessity, 
and  the  temptation  to  apply  a  surface  treatment,  but  as  yet  this  has  not  been  done  on 
any  asphalt  work. 

"It  has  been  found  that  care  for  the  following  points  tend  to  better  uniformity  hi 
the  work,  and  while  self-evidently  necessary  are  apt  to  have  insufficient  attention, 
especially  in  rush  work:  A  uniformly  surfaced  concrete,  the  spreading  of  the  first 
course  of  stone  with  shovels  and  the  elimination  of  inequalities  in  this  coarse,  the 
lapping  or  the  not  joining  of  the  main  pouring  widths,  the  constant  check  on  the  distance 
poured,  the  neglect  of  the  pourers  to  evenly  fill  the  entirely  empty  pots  and  the  in- 
judicious or  excessive  use  of  the  spouted  pot  in  filling  in  omissions.  The  men  spreading 
the  H-in  stone  and  chips  should  be  particularly  expert.  Ordinary  broadcasting;  is 
not  allowed.  To  these  may  be  added  the  prompt  spreading  and  rolling  of  stone  on  the 
asphalt  coats  and  the  manipulation  and  expert  inspection  of  the  second  stone  course.** 

10.    Methods  of  Construction 

General  Considerations.  In  the  construction  of  bituminous  mamul^in 
pavements  it  is  desired  to  secure,  (1)  a  stable  wearing  course  consisting  of 
broken  stone  or  similar  material  thoroly  rolled  so  that  it  will  be  well  com- 
pacted and  keyed  together  and  with  the  several  sixes  of  material  uniformly 
distributed,  and  (2)  a  uniform  distribution  and  penetration  of  the  bitu- 
minous material  within  the  upper  1 H  to  3  in  of  the  crust.  Several  methods 
of  construction  have  been  devised  with  a  view  to  meeting  the  above  pre- 
requisites. Careful  supervision,  based  on  experience,  is  necessary  to  prevent 
non-uniformity  in  the  density  of  the  wearing  course  of  broken  stone  and 
in  the  amount  of  bituminous  material  applied  per  square  yard. 

Some  bituminous  macadam  pavements  are  designed  with  the  intent  of 
constructing  a  pavement  which,  in  durability,  will  lie  between  a  water- 
bound  broken  stone  road  with  a  bituminous  surface  and  a  bituminous 
concrete.  In  this  class,  a  penetration  of  the  bituminous  cement  into  a 
thoroly  rolled  wearing  course  to  a  maximum  depth  of  lH-in  is  desired. 
This  type,  when  finished  with  a  seal  coat,  has  proved  especially  efficient. 
In  other  types,  the  object  is  to  secure  a  bituminous  coating  on  all  particles 
of  road  metal  comprising  the  wearing  course  or  for  at  least  a  depth  of  2  to 
2^-in.  There  are  many  examples  of  excellent  pavements  constructed  by 
this  method.  Pitchmac,  as  built  in  Liverpool,  is  one  of  the  best  types 
designed  with  the  idea  of  constructing,  by  penetration  methods,  a  bituminous 
wearing  course  which  will  have  the  characteristics  of  a  properly  constructed 
bituminous  concrete  having  a  mineral  aggregate  of  broken  stone,  that  is, 
all  particles  uniformly  coated  and  thoroly  keyed  together.  Due  to  the 
fact  that  light  rolling  of  the  broken  stone  prior  to  the  application  of  the 
bituminous  cement  is  often  specified  in  these  types,  many  failures  have 
occurred  due  to  lack  of  stability  of  the  wearing  course. 

The  pavement  is  generally  built  in  2  or  3  courses,  the  foundation  course 
or  courses  being  from  4  to  8  in  thick  after  rolling,  and  the  top  course  from 
2  to  3  in  after  rolling.  A  foundation  of  broken  stone  is  usually  composed 
of  the  product  of  a  crusher  which  passes  over  a  screen  with  l>^-in  circular 
holes  and  thru  a  screen  with  2J^-in  circular  holes,  or  over  a  2V£-in  and 
thru  a  3^-in  screen,  or  over  and  thru  screens  having  openings  of  similar 
dimensions.  The  foundation  should  be  thoroly  compacted  with  a  10  to 
15-ton  roller  prior  to  the  construction  of  the  wearing  course.  The  manner 
lg  this  course  varies  in  the  several  methods,  as  will  be  noted  later. 
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The  crown  of  bituminous  macadam  pavements  should  not  exceed  >j  in 
ft. 

Coocfaaions,  Spec  Com.  Mat  Road.  Cons*  Am.  Soe.  C.  B.  (161).  "The  crown 
not  exceed  H  in  per  ft  and  should  never  be  leai  than  H  in  per  ft. 
The  principles  relating  to  thickness  applicable  to  a  broken  stone  road  are  likewise 
applicable  to  bituminous  macadam  pavements,  and  thoro  rolling,  including  the  rolling 
K  the  upper  course,  both  before  and  after  the  application  of  the  bituminous  material, 
jk  also  necessary.  As  it  is  desired  to  bind  only  the  upper  course  with  bituminous 
material,  it  is  necessary,  in  order  to  prevent  waste  by  penetration,  that  there  should 
be  no  appreciable  voids  in  the  next  lower  course.  It  is  not  necessary,  however,  to 
flash  the  filler  or  binder  in  this  course  to  the  same  extent  as  is  necessary  In  binding  the 
top  course  of  a  water-bound  road,  and  it  is  absolutely  essential  that  no  binder  should 
cover  the  stones  of  the  lower  course  when  the  top  course  is  spread. 

"The  quantity  of  bituminous  material  used  should  be  only  sufficient  to  penetrate 
thru  the  upper  course.  The  quantity  per  square  yard  cannot  be  prescribed  abso- 
lutely, depending  in  some  degree  on  the  hardness  and  sixe  of  stone  used,  but,  in  general 
the  application  of  1  gal  or  less  to  the  square  yard  for  each  inch  in  thickness  of  the 
finished  upper  course  is  adequate. 

"The  use  of  a  distributor  in  applying  the  bituminous  material  is  essential,  and  the 
distributor  should  be  of  such  type  that  absolutely  uniform  application  may  be  ac- 
complished, and  that  no  ruts  are  formed  in  the  surface  by  the  wheels  supporting  the 
distributor.  The  bituminous  material  should  be  applied  at  such  a  temperature  that 
it  wiD  flow  freely,  and,  to  insure  proper  penetration,  the  stone  should  be  dry  and  clean, 
and  the  air  temperature  s  ould  not  be  lower  than  10°  C  (60°  F)  during  application. 

"In  order  to  secure  a  proper  surface,  the  covering  material  should  preferably  consist 
of  the  crusher  product  passing  over  a  M-\n  screen  and  thru  a  &-in  screen.  Finer 
material,  however,  may  be  used  for  covering  if  a  slippery  surface  is  not  objectionable 
but  the  use  of  material  passing  thru  a  10-mesn  sieve  should  be  avoided. 

"The  use  of  a  bituminous  material  by  no  means  justifies  any  lack  of  care  in  the 
ordinary  details  to  be  followed,  but  rather  increases  the  need  for  thoroness  and  skilled 
supervision.  The  main  principles  underlying  good  construction  in  water-bound  roads 
remain  in  full  force  when  such  roads  are  treated  with  bituminous  material." 

Conclusions  on  Amount  and  Method  of  Distribution  of  Bituminous  Material  by  in. 
Highway  Comm.  (40a).  "It  is  necessary  that  the  bituminous  binder  be  spread  so  as  to 
present  as  uniform  a  surface  as  possible.  This  may  not  necessarily  mean  the  uniform 
distribution  of  the  binder  as  the  texture  of  the  surface  of  the  macadam  before  the 
application  of  the  binder  may  itself  not  be  quite  uniform.  Therefore,  the  more  finely 
divided  form  in  which  the  asphalt  can  be  applied,  the  better  the  control  of  its  dis- 
tribution. The  form  of  the  application  whereby  the  material  is  spread  by  a  jet  of 
steam  has  given  excellent  results.  Too  much  binder  should  not  be  used  as  it  will 
result  in  a  less  stable  layer  of  bituminous  macadam  than  if  sufficient  binder  is  used 
only  to  fill  the  voids  in  the  stone.  It  is  essential  that  the  surface  of  the  road  have  very 
dose  texture  and  that  usually  this  can  not  be  secured  in  less  than  three  applications 
except  by  an  excessive  amount  of  binder.  The  most  economical  and  best  results 
can  be  secured  when  the  binder  is  put  on  in  three  applications." 

Conclusions  on  Rolling,  by  Hubbard  (88a).  "It  should  be  thoroly  compacted  by 
rolling  until  the  fragments  of  broken  stone  have  just  keyed  together.  It  is  generally 
believed  that  an  excess  of  rolling  should  be  avoided  in  order  not  to  close  up  the  surface 
to  such  an  extent  that  satisfactory  penetration  of  the  bituminous  material  will  be 
prevented.  While  this  is  true,  the  general  tendency  is  to  go  to  the  other  extreme  and 
the  almost  fatal  mistake  is  made  of  not  rolling  enough.  It  is  a  fact  but  little  appre- 
ciated that  almost  all  of  the  compaction  of  the  large  stone  in  the  wearing  course  is 
obtained  prior  to  application  of  the  bituminous  material.  It  is  therefore  exceed- 
ingly poor  practice  to  merely  smooth  out  the  top  course  of  stone  before  applying  the 
bituminous  material,  as  is  required  by  some  specifications.  The  rapid  deteriora- 
tion and  unsatisfactory  condition  of  many  bituminous  macadam  pavements  are  in 
large  measure  due  to  lack  of  rolling  during  the  initial  stages  of  construction,  which 
makes  it  difficult,  if  not  impossible,  to  properly  consolidate  the  road  after  application 
of  the  bituminous  material.  A  rapid  cooling  of  the  bituminous  material  takes  place 
after  application,  which  results  in  a  false  set  of  the  course  of  top  atone,  if  it  has  not 
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previously  been  keyed  together  by  rolling.  In  even  moderately  cool  weather  um3 
especially  after  application  of  a  layer  of  finer  stone,  this  false  set  is  difficult  to  com- 
pletely break  down  by  ordinary  rolling.  Moreover,  if  broken,  a  true  set  will  be  seldom 
obtained  because  of  the  thickness  of  the  coating  of  bituminous  material  on  the  atone 
fragments  which,  under  pressure  of  the  roller,  tend  to  slide  about  rather  than  to  key 
together.  The  principles  here  involved  are  commonly  recognized  in  the  constructian 
of  the  ordinary  types  of  bituminous  concrete  pavements  where  compression  is  only 
attempted  on  well-mixed  and  usually  preheated  bituminous  aggregates  carrying;  care- 
fully controlled  percentages  of  bituminous  material.  Lack  of  initial  rolling  in  m 
bituminous  macadam  is  almost  invariably  followed  by  waviness  and  ruts  produced  by 
traffic  It  may  usually  be  detected  by  the  comparative  ease  with  which  the  top 
course  may  be  pried  up  with  a  screw  driver  or  other  hand  tool." 

Sharpies  (47)  states  that  "The  greatest  of  care  must  be  used  in  rolling  this 
course.  The  surface  must  be  well  knit  together,  smooth  and  firm.  At  the  same 
time  it  must  be  open  enough  to  admit  the  bituminous  material.  The  engineer  must 
watch  the  stone  carefully  to  see  that  it  is  not  crushed  too  much,  as  in  this  case  the 
door  will  be  closed  to  the  entrance  of  the  bituminous  material  and  it  will  be  left 
as  a  mat  on  the  surface  instead  of  entering  between  the  stones  to  bind  them  together. 
On  the  other  hand  the  stone  must  not  be  too  open,  as  in  that  case  the  binder  will  run 
thru  to  the  bottom  of  the  course.  If  the  stone  is  very  hard,  it  may  be  advisable  to  add 
a  small  quantity  of  %-\n  stone  just  previous  to  the  last  rolling,  to  reduce  the  void  space. 
After  the  rolling  is  finished,  the  stone  should  be  2H  in  in  depth." 

Conclusions  on  Crown  by  Meeker  (16a).  "In  building  some  of  the  first  bituminous 
roads  in  New  Jersey,  it  was  found  that  if  a  crown  of  %  or  1  in  per  ft  was  used,  the 
surface  would  be  slippery.  The  speaker  believes  that  no  road  with  a  bituminous 
surface  should  have  a  crown  of  more  than  Yx  in  per  ft,  or,  if  the  road  is  wide,  H  in  per 
It  is  ample.  If  a  proper  crown  is  used,  the  objection  of  slipperiness  can  be  prevented 
by  immediately  covering  any  bituminous  application  with  a  layer  of  stone  screenings 
or  sharp  sand,  and  in  this  way  a  fairly  gritty  surface  may  be  obtained." 

Method  A.  In  this  method,  the  road  metal  of  the  wearing  course,  which 
is  laid  on  a  foundation  course  as  described  above,  consists  of  one  product  of 
broken  stone,  ranging  in  size  from  a  product  whose  particles  vary  from 
1H  to  K-in  in  longest  dimensions  to  a  product  passing  over  a  lj^-in  and 
thru  a  2 3^ -in  screen,  or  similar  thereto.  A  typical  mechanical  analysis  of 
a  product,  the  use  of  which  has  given  satisfactory  results,  follows: 

Passing    ^-in  screen,  trace 

Passing    }^-in  screen,  18.9% 

Passing    %-in  screen,  43 . 1% 

Passing      1-in  screen,  34.4% 

Passing  1  \i-vn.  screen,  3 . 6% 
After  the  wearing  course  is  laid  the  bituminous  material  is  applied,  either 
before  or  after  the  broken  stone  is  rolled,  some  engineers  preferring  the 
former  method  because  of  the  greater  depth  of  penetration  secured.  To 
Becure  the  best  results,  the  wearing  course  should  be  thoroly  rolled  prior 
to  the  application  of  the  bituminous  material  in  order  to  secure  a  well 
compacted  and  stable  course  of  broken  stone,  mechanically  interlocked 
and  bound  together.  If  the  rolling  is  postponed  until  after  the  application 
of  the  bituminous  material,  the  wheels  of  the  roller  may  have  to  be  wet  or 
oiled  to  avoid  picking  up  the  surface.  After  the  application  of  the 
bituminous  material,  a  coat  of  mineral  matter  should  be  spread  over  the 
surface  of  the  course  and  rolled.  The  total  amount  of  bituminous  material 
used  in  this  method  varies  from  ^  to  2>£  gal  per  sq  yd.  For  specifications, 
see  Art.  11,  Method  A. 

Method  B.     In  case  the  metalling  of  the  wearing  course  is  a  uniform 

product  of  about  1  or  lj^-in  in  size  or  a  product  similar  to  or  larger  than 

«sing  over  a  lH-in  and  thru  a  2^-in  screen,  usually  the  voids  in  the 

trt  of  the  wearing  course  are  filled  after  the  bituminous  cement  is 
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applied.  Practice  varies  with  reference  to  the  amount  of  rolling  of  the 
wearing  course  prior  to  the  application  of  the  bituminous  cement.  For 
traffic,  medium  or  heavy  in  weight  and  amount,  the  best  results  have  been 
secured  by  thoroly  rolling  the  road  metal  and  thus  securing  maximum 
interlocking  of  the  particles  and  thereby  obtaining  the  highest  degree  of 
stability  practicable  by  this  method.  The  bituminous  cement  is  applied 
in  an  amount  varying  from  1>£  to  2  gal  per  sq  yd,  after  which  %-in  stone 
chips  or  a  product  similar  to  one  passing  a  lA-in  and  thru  a  1-in  screen 
is  spread  and  thoroly  rolled.  Usually  the  surface  is  then  broomed  with 
stiff  brooms,  removing  the  excess  loose  broken  stone,  and  another  coat  of 
bituminous  cement,  from  H  to  1  gal  per  sq  yd,  is  applied,  covered  with  a 
layer  of  stone  chips  or  pea  gravel  and  rolled.  For  specifications,  see  Art.  11, 
Mbthod  B. 

Strong  (51),  when  constructing  a  wearing  course  of  broken  stone  which  is  leas 
than  2J4-in  and  greater  than  lK-in  and  employing  broken  stone  less  than  l^-in  and 
greater  than  Mi-in  for  the  filler  after  the  first  application  of  the  bituminous  cement 
is  deposited,  uses  the  following  rules  for  the  total  amount  of  bituminous  cement  to 
be  used,  dependent  upon  the  physical  properties  of  the  broken  stone  employed.  In 
eases  where  the  stone  is  of  low  crushing  and  abrasive  strength,  a  total  of  0.9  gal  is 
used  for  each  inch  in  depth  of  the  compacted  wearing  course.  In  cases  where  the 
stone  is  of  better  material  such  as  trap,  0.82  gal  is  used  for  each  inch  in  depth  of  com- 
pacted wearing  course.  The  total  amount  of  bituminous  cement  is  applied  in  two 
applications,  the  first  to  be  ^  of  the  total  amount  and  the  second,  applied  after  the 
filler  is  spread,  rolled  and  the  surplus  removed,  %  of  the  total  amount.  It  is  insisted 
that  the  applications  of  bituminous  cement  should  he  Hade  with  pressure  distributors. 
If  hand  pouring  is  used  it  is  dangerous  to  attempt  to  use  the  above  quantities  as  un- 
even distribution  of  the  binder,  which  is  unavoidable,  invariably  leads  to  the  develop- 
ment of  fat  spots. 

Method  C.  This  method  is  often  used  when  the  road  metal  composing 
the  wearing  course  varies  from  2  to  3j^-in  or  from  2^  to  4-in.  After 
lightly  rolling  the  wearing  course,  coarse  sand,  stone  chips  or  pea  gravel 
is  spread  and  broomed  until  the  voids  of  the  metalling  are  partially  filled. 
Usually  the  road  metal  is  again  lightly  rolled  and  any  surplus  material  is 
broomed  off  the  surface.  The  bituminous  cement  is  then  applied,  using 
from  1  \i  to  2  gal  per  sq  yd.  This  coat  is  covered  with  a  layer  of  pea  gravel, 
screened  stone  chips  or  larger  broken  stone  and  thoroly  rolled.  Sometimes 
a  seal  coat  of  from  %  to  1  gal  of  bituminous  cement  is  used  with  this 
method.     For  specifications,  Bee  Art.  11,  Method  C. 

Ohio  State  Highway  Dept  Method  Using  Soft  Stone  (80b).  "The  usual  specifica- 
tions for  bituminous  macadam  pavements  limit  the  size  of  the  stones  composing  the 
surfacing  material  to  a  maximum  that  will  pass  a  2>£-in  ring.  These  specifications 
have  given  satisfaction  with  trap  rock  and  granite,  but  with  softer  varieties  of  rock 
such  as  limestone  there  is  a  tendency  for  the  stone  to  powder  and  crush  under  the 
roller  and  to  wear  under  traffic,  which  makes  a  larger  sized  aggregate  desirable.  To 
meet  these  conditions  the  Ohio  State  Highway  Dept.  has  been  experimenting  with 
the  use  of  a  surfacing  stone  that  will  pass  a  4-in  ring  and  be  retained  on  a  2}^ -in  ring. 
The  voids  in  this  material  are  partly  filled  with  sand,  stone  dust  and  chips,  altho 
thoro  rotting  ordinarily  breaks  up  enough  of  the  material  to  make  a  fairly  compact 
layer. 

"The  method  of  construction  is  to  spread  and  harrow  the  stone  as  for  a  water-bound 
macadam  road.  As  soon  as  the  stone  is  partly  compacted,  stone  chips  and  stone 
dust  are  spread  into  the  voids  with  shovels.  Rolling  and  the  application  of  screenings 
are  continued  until  the  layer  of  stone  is  thoroly  compacted  and  the  voids  sufficiently 
filled  so  that  the  amount  of  bituminous  material  to  be  used  will  produce  a  dense  mix- 
ture. The  bituminous  binder  is  applied  by  the  penetration  method  with  any  approved 
form  of  apparatus.  After  the  application  of  the  bituminous  binder  the  surface  of 
th«s  pavement  is  spread  with  screened  washed  gravel  X  to  1  in  in  size.    After  rolling 
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the  pm*el  in,  a  seal  coat  of  the  same  bituminous  material  to  applied  and 
is  added,  followed  by  more  rolling.  A  total  application  of  about  2  gal  par  aq  yd  f  or 
a  *-m  depth  of  rolled  ■tone  gives  excellent  results.  Washed  gravel  instead  of  lime- 
stone chips  is  wed,  as  the  available  gravel  is  usually  harder  and  tougher  than  ordinary 
limestone  and  the  cost  is  about  the  same.  A  finer  gravel,  H  to  H-in»  is  preferable 
for  the  seal  coat.  For  a  4-in  road  the  amount  of  bituminous  binder  required  is  about 
1\i  gal  per  sq  yd.  It  is  reported  that  these  pavements  have  given  much  better  satis- 
faction than  the  older  ones  that  were  constructed  with  the  2M-*n  stone  as  aggregate.*" 

Method  D.  A  bituminous  macadam  pavement  called  Pitchmac  by  its 
inventor  J.  A.  BrocXe,  City  Engineer  of  Liverpool,  has  been  used  to  a 
considerable  extent  in  England  and  has  been  adopted  as  a  standard 
type  by  the  Road  Board  of  England.  It  is  constructed  on  a  foundation  of 
Btone.  The  wearing  course  of  broken  stone  varies  from  2  to  4}£  in  in 
depth,  dependent  upon  traffic  conditions.  If  the  wearing  course  is  from 
2  to  3  in  in  thickness,  it  is  constructed  in  1  layer,  and  if  from  4  to  4>£  in, 
in  2  layers.  The  single  layer  and,  in  the  case  of  2  layers,  the  upper  layer 
is  composed  of  broken  stone  ranging  in  sise  from  IK  to  2)4  in.  After 
thoro  rolling  the  bituminous  material  is  applied  to  the  single  layer  or  to 
each  of  the  layers  of  the  2-layer  wearing  course.  The  bituminous  com- 
pound used  in  England  consists  of  hot  sand  mixed  with  tar  pitch.  From 
IK  to  2  gal  per  sq  yd  are  used  for  the  1 -layer  wearing  course  and  from 
Z\i  to  3>£  gal  for  two  layers.  To  assist  in  completely  filling  the  voids, 
chips  varying  in  size  from  ^  to  ^  in  are  applied  during  the  rolling  of 
the  bituminous  grouted  layer.  This  type  of  pavement  has  been  used  to  a 
limited  extent  in  Massachusetts,  see  (24).  For  specifications  for  the 
bituminous  mastic  used  in  England,  see  Art.  7,  and  for  the  construction 
specifications  of  the  Road  Board  of  England  and  Massachusetts,  see  Art.  1 1. 

Liverpool  Practice.  Brodie  states  (5)  that  "pitch  grouted  macadam  has  bean 
found  to  give  most  satisfactory  results  in  streets  of  medium  and  light  traffic*  and  fa 
now  being  largely  used  in  place  of  ordinary  macadam,  and  also  of  more  expensive 
pavements.  It  is  laid  to  a  depth  of  from  3*^  to  434  in,  in  two  layers.  Welsh  granite 
macadam  is  used,  broken  to  a  2^-in  gauge  for  the  lower  layer  and  to  lM-in  for  the 
top  surface.  Each  layer  is  put  down  dry  and  continually  rolled  before  and  after  the 
grouting  of  pitch  and  sand  mixture  has  been  applied,  until  the  surface  is  thoroly  con- 
solidated. The  foundation  is  generally  of  hand-pitched  rock,  10  m  deep  as  for  ordinary 
macadam,  but  in  some  cases  a  bed  of  6-in  concrete  has  been  used  on  main  roads. 
Pitch  macadam  is  also  being  much  used  as  a  surface  covering  for  old  boulder  pave- 
ments, many  of  which  still  exist  in  Liverpool  in  old  streets  where  the  traffic  is  very 
smalL  The  cost  of  pitch  macadam  may  be  taken  at  Is  (24  cents)  per  sq  yd  per  in 
of  depth. 

"The  oldest  sample  of  pitch  macadam  in  Liverpool  was  laid  In  Princess  Ave.  in  1901, 
near  the  end  of  Eversley  St,  and  has  been  in  continuous  use  ever  since  without  repair. 
Other  lengths  of  pitch  macadam  in  this  avenue  were  laid  at  various  dates  between 
1906  and  1908.  This  avenue  carries  a  large  volume  of  light  motor  and  carriage  traffic, 
as  well  as  some  of  a  heavier  character,  the  traffic  amounting  to  120  000  tons  per  yd 
width  per  annum." 

Method  E.  When  the  metalling  of  the  wearing  course  is  of  a  large  and 
uniform  sise,  another  method  employed  is  to  place  a  layer  of  sand  &  in 
thick  on  the  bottom  course,  the  voids  of  which  have  been  filled.  The  bitu- 
minous cement  is  then  distributed  on  this  layer,  using  about  1  gal  per 
sq  yd.  The  upper  course  of  metalling  is  immediately  placed  on  the  mastic 
and  rolled.  Continued  rolling  forces  the  material  of  the  upper  course  down 
and  draws  the  bituminous  mastic  up  into  the  voids.  A  coat  of  bituminous 
cement  muni*  about  1%  gal  per  sq  yd,  is  then  applied  to  the  surface  of  the 
up'  **  layer  of  %-in  stone,  J^  to  %  in  thick,  is  spread  over  this 

r  work  may  stop  here  or  may  be  carried  on  a  step  further 
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by  brooming  off  the  excess  %-w  stone,  afterwards  applying  another  coat 
of  bituminous  cement,  H-gal  per  sq  yd,  adding  a  layer  of  screened  stone 
chips  and  rolling  the  same.  The  Gladwell  system,  as  used  to  a  limited 
extent  in  England,  is  essentially  the  same  in  principle  except  that  a  course 
of  screened  stone  chips  mixed  with  bituminous  material  is  substituted  for 
the  sand  layer  and  its  ooat  of  bituminous  material.  For  specifications,  see 
Art.  11,  Method  £. 

Method  B  Used  with  a  Cement-Concrete  Foundation  as  described  by  Brigham  (2t). 
"The  top-course  specifications  called  for  cleaning  the  concrete,  after  which  higb- 
earbon  binder  tar  was  applied  at  the  rate  of  ^  gal  per  sq  yd.  The  tar  was  heated 
to  about  121°  C  (250°  F)  in  the  tank  can  in  which  it  was  shipped,  and  applied  at 
from  40  to  50  lb  pressure.  The  pressure  distributor  was  hauled  by  a  tractor,  which 
also  furnished  steam  to  run  the  air-pressure  pump.  Immediately  after  applying  the 
tar,  *£-in  stone  was  spread,  only  enough  being  used  to  keep  the  tar  from  picking  up  while 
being  rolled.  A  10-ton  roller  was  then  started,  and  the  rolling  and  spreading  continued 
together  until  about  1-in,  loose  measure,  of  %-Sn  stone  was  applied.  Enough  of  this 
size  stone  was  used  so  that  no  tar  came  to  the  surface,  yet  each  stone  was  bedded 
in  tar.  A  second  application  of  tar,  H  gal  per  sq  yd,  wss  distributed  as  described, 
and  this  was  covered  at  once  with  a  thin  layer  of  screenings.  As  before,  the  rolling 
and  spreading  of  the  stone  were  carried  on  simultaneously.  It  required  about  %  in, 
loose  measure,  of  screenings  to  prevent  the  pavement  from  bleeding.  In  building 
this  top  course  it  wss  found  that  the  first  layer  of  stone  could  be  rolled  too  much, 
forming  a  thin  layer  of  dust  to  which  it  wss  hard  to  make  the  second  coating  of  tar 
bind,  but  thoro  rolling  of  the  second  application  improved  the  pavement.  With  an 
average  of  5  men  sweeping  and  15  men  spreading  stone,  the  progress  wss  about  1600 
bin  ft  of  finished  wearing  course  a  day. 

"The  cost  per  square  yard  of  the  pavement  was  as  follows:  1 :  2H  :  6  concrete 
foundation,  5  m  thick,  $0,708;  top  course,  including  stone  and  tar,  in  place,  complete, 
$0-2225;   total  cost  of  pavement,  $0.9806. 

"For  comparison  there  are  listed  below  the  average  costs  per  square  yard  of  several 
of  the  common  types  of  pavement  built  in  this  section  of  New  York  State  and  com- 
piled from  data  in  the  1915  Bulletin  of  the  Highway  Comm.:  Water-bound  macadam, 
15  roads,  $0,787;  water-bound  macadam  with  hot  or  cold  oil  surfacing,  18  roads, 
$0.8108;  •grouted  bituminous  macadam,  28  roads,  $0,946;  concrete  pavement,  27 
roads,  $1,117;  1  :  2H  ;  5  concrete  foundation  with  open  mix  bituminous  concrete 
top  course,  7  roads,  $1,885. 

"It  is  readily  seen  from  the  foregoing  data  that  in  first  cost  the  tar-macadam  top 
course  on  a  concrete  foundation  is  nearly  the  same  as  the  grouted  bituminous  macadam 
and  considerably  less  than  concrete  pavement.  In  regard  to  these  three  competing 
types  of  medium-priced  pavements,  the  composite  type  has  many  distinct  advantages. 
Practically  all  failures  of  macadam  roads  can  be  traced  to  poor  foundation.  The  stone 
of  the  lower  courses  sinks  into  any  soft  spots  in  the  subgrade  and  the  top  course  follows. 
This  forms  a  pot-hole  which  is  a  source  of  constant  trouble  and  maintenance  expense 
and  makes  s  rough  road  for  the  traveling  public  In  a  pavement  with  a  concrete 
foundation,  the  concrete  bridges  over  these  weak  points  in  the  subgrade,  thus  elimi- 
nating one  of  the  worst  features  of  an  all  stone  pavement.  Concrete  pavement,  while 
a  type  requiring  little  maintenance,  is  high  la  first  cost,  needs  care  in  construction 
snd  in  the  choice  of  the  materials  used  as  ingredients,  and  is  slippery  and  hard  for 
horse  traffic  No  expansion  joints  are  needed  in  the  composite  type  of  pavement, 
as  the  bituminous  macadam  mat  keeps  moisture  and  temperature  conditions  constant 
in  the  slab,  thus  protecting  it  from  extreme  changes  resulting  in  cracking  and  displace- 
ment. Should  the  base  crack,  ss  it  is  not  exposed  to  traffic,  it  requires  no  maintenance. 
The  only  maintenance  necessary  for  this  pavement,  therefore,  is  to  patch  the  wearing 
course  as  weak  spots  develop  and  to  clean  ditches  and  culverts.  Possibly  every  8  or 
4  years  a  light  oil  should  be  applied  to  enliven  the  old  bituminous  material.  This 
leaves  the  composite  type  of  pavement  with  the  following  advantages:  Low  first  cost; 
low  annual  maintenance  charge;  simple  to  construct;  less  care  in  selecting  the  mate- 
rials entering  into  its  structure;  permanent  base  on  which  to  build  any  type  of  sur- 
facing, should  the  original  wear  out;  snd  smooth  and  resilient  surface  for  sutomobilis* 
and  horsemen*'* 
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Method  E.  Gladwell  System  as  described  by  Gladwell  and  Manning  (7). 

Bituminous  Binder.  "The  bituminous  binder  or  matrix  used  under  this  system 
is  composed  of  clean,  thoroly  dried  granite  chippinga,  free  from  dust,  and  such  as 
will  pass  thru  a  li-rnesh  sieve.  The  procedure  to  be  followed  in  the  manufacture  of 
the  binder  is  to  dry  the  shippings  in  an  ordinary  hot  plate  or  portable  sand  drier, 
and,  when  still  warm,  but  at  a  temperature  not  exceeding  38°  C  (100°  F),  mix  'with  a 
refined  tar.  The  composition  is  heated  to  about  79°  C  (176°  F)  and  is  then  thoroly 
incorporated  with  the  chippings,  by  applying  the  liquid  gradually,  and  turning:  the 
mass  until  the  whole  forms  a  lively,  plastic,  bituminous  matrix  or  binder.  A  mixture 
consisting  of  15  gal  of  composition  per  1  cu  yd  of  chippings  is  a  practical  average 
composition. 

Laying  the  Aggregate.  "Upon  the  foundation  already  prepared  and  cleaned, 
lay  a  cushion  of  the  prepared  matrix  or  sub-binder,  say  about  6  ft  in  length  and  to  the 
half  width  of  the  road,  using  1  cu  yd  of  sub-binder  for  each  46  sq  yd  of  surface,  or 
thereabouts;  this  should  be  spread  evenly  and  lightly,  and  on  no  account  should  it  be 
tramped  on  or  consolidated  until  the  aggregate  is  spread  as  hereunder  described.  This 
stone  should  be  clean  and  true  to  gauge,  preferably  2-in  to  2J^-in.  The  average 
road  stone  broken  to  2-in  gauge  will  cover  11  to  12  sq  yd  per  ton  as  a  two-stone  coat. 
Spread  the  same  as  closely  and  evenly  as  possible,  giving  a  two-stone  coat,  and  using 
ordinary  stone  forks,  so  as  to  leave  the  smaller  flaky  pieces  of  stone,  as  well  as  ail 
dust  and  rubbish,  behind  as  waste.  By  adopting  and  repeating  this  method  the  men 
will  be  enabled  to  lay  both  sub-binder  and  aggregate  without  trampling  on  either. 
Take  care  that  a  raw  edge  of  sub-binder  and  aggregate  is  always  left  at  the  half-way 
width  of  the  road,  to  ensure  a  satisfactory  joint  when  the  remaining  half-way  width 
is  re-surfaced. 

Rolling  the  Aggregate.  "Rolling  should  be  commenced  as  soon  as  a  section 
of  about  25  or  30  yd  in  length  has  been  laid,  the  metalling  gang  being  kept  as  busily 
employed  as  possible  in  laying  a  further  length  of  materials.  The  best  results  under 
this  system  will  be  found  to  accrue  from  the  use  of  a  fairly  light  roller,  the  object 
being  to  gently  press  the  aggregate  down  into  the  sub-binder,  and  at  the  same  time  to 
entice  the  latter  in  an  upward  direction  so  as  to  fill  the  voids  in  the  aggregate.  The 
roller  should  be  driven  over  the  newly-laid  materials  at  its  lowest  speed,  and  after  a 
few  journeys  over  the  surface  it  will  be  found  that  the  sub-binder  is  working  up  be- 
tween the  voids  in  the  aggregate;  immediately  apply  to  the  newly-rolled  surface  by 
sprinkling,  not  entirely  covering,  some  of  the  same  material  as  has  already  been  referred 
to  as  the  sub-binder,  but  which  now  becomes  the  top  or  super-binder.  Lightly  brush 
this  super-binder  into  the  surface  voids  in  the  aggregate  until  the  same  are  fairly 
well  filled,  and  continue  rolling  until  the  new  surface  of  the  road  is  solid. 

Sealing  the  Surface.  "The  surface  should  be  sealed,  which  is  carried  out  by 
either  one  or  other  of  the  following  methods.  In  warm,  dry  weather,  a  considerable 
superficial  area  of  road  may  be  surface  sealed  at  one  operation,  by  means  of  one  of  the 
mechanical  tar-spreading  machines.  If  a  mechanical  spreader  is  used,  it  wiU  be 
advisable  to  use  a  larger  percentage  of  the  super-binder  than  when  hand-sealing  is 
resorted  to,  while  the  quantity  of  composition  necessary  will  be  somewhat  reduced, 
1  gal  being  considered  sufficient  for  6  or  7  sq  yd.  If  it  is  considered  preferable  to 
surface-seal  the  road  as  the  work  proceeds,  this  can  be  readily  done  by  hand  labor. 
The  quantity  of  tar  used  in  carrying  out  this  operation  varies  in  proportion  to  the 
quantity  of  super-binder  used  in  the  consolidation,  and  the  amount  of  rolling  the 
road  has  received,  and  will  be  found  to  range  from  \i  to  H  8*1  per  sq  yd.  One  ton  of 
J^-in  gauge  granite  chippings  will  be  found  sufficient  to  easily  cover  150  sq  yd  of  sealed 
surface.  After  the  chippings  are  spread,  the  road  should  be  well  rolled  and  thoroly 
compacted." 

Method  F.  In  order  to  secure  uniform  sizes  of  road  metal  in  the  course 
upon  which  is  to  be  applied  the  first  application  of  bituminous  binder,  in 
some  cages  recourse  has  been  had  to  harrowing.  After  harrowing,  the  course 
is  shaped  and  thoroly  compacted  before  the  bituminous  material  is  applied. 
With  the  limestones  commonly  used  in  Illinois,  this  method  has  produced 
satisfactory  results  when  suitable  asphalt  or  tar  cements  have  been  properly 
n«»rl  in  accordance  with  the  specification  of  the  111.  State  Highway  Dept. 
of  construction,  sec  Art.  11,  Method  F. 
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Method  G.  In  some  cases,  when  heavy  asphaltic  oil  has  been  used  for 
the  bituminous  cement,  the  following  method  has  been  employed.  Upon 
i  course  of  broken  stone,  prior  to  rolling,  about  XA  gal  per  sq  yd  of  asphaltic 
oil  is  distributed.  The  course  is  then  harrowed,  after  which  the  second 
application  of  about  K  gal  per  sq  yd  is  made.  The  course  is  next  thoroly 
tolled  during  which  screenings  are  spread.  In  some  cases  the  pavement 
is  finished  by  a  third  application  of  j^  gal  per  sq  yd  of  oil,  screened  and 
polled.  In  other  cases,  the  third  treatment  is  followed  by  a  fourth  using 
from  \4,  to  H  l?al  per  sq  yd.  See  Oakland,  Cal.,  specifications,  Arts.  6,  8 
and  11. 

Bituminous  Gravel  Pavements.  The  use  of  gravel  in  the  construction 
of  bituminous  pavements  by  penetration  methods  has  been  usually  limited 
to  those  localities  where  broken  stone  costs  more  than  gravel.  It  is  self- 
evident  that  it  is  impracticable  to  secure  the  same  keying  effect  with  gravel 
as  can  generally  be  obtained  with  broken  stone. 

Bituminous  Gravel  Pavement  in  Longview,  Texas.  The  method  of  construction  and 
the  conclusions  relative  thereto,  as  contained  in  the  following  abstracts  of  a  descrip- 
tion by  Green  (37),  are  typical  of  the  practice  of  many  engineers  who  have  used 
gravel  in  this  class  of  work. 

"Crushed  limestone  delivered  on  the  streets  cost  about  $3.25  per  yd,  and  even 
at  that  price  was  not  the  best  material,  being  soft  and  dusty.  A  good  quality  of 
washed  gravel  was  available  at  a  price  delivered  on  the  street  of  about  $2.20  per  cu  yd. 
Gravel  is,  however,  rather  unsuitable  for  use  in  making  a  wearing  surface  which  de- 
pends on  bituminous  cement  for  its  bond.  The  reason  for  this  is  that  gravel,  being 
generally  round  and  weather-worn,  does  not  lock  well  together,  and  the  strength  of 
the  wearing  surface  is  dependent  almost  entirely  on  the  bond  of  the  bituminous  cement. 
It  was  necessary,  however,  to  decide  which  was  to  be  preferred  under  the  circumstances. 
The  limestone  had  better  locking  qualities,  but  was  high  in  first  cost,  and  the  amount 
of  money  available  was  limited.  It  was  decided  therefore  to  use  the  gravel  and  make 
twery  effort  to  lock  or  bond  it  by  rolling.  * 

"It  was  specified  that  the  gravel,  as  spread  on  the  street,  should  be  of  a  size  that 
would  pass  a  ring  of  2-in  diameter  and  be  held  on  a  ring  of  H-hi  diameter.  After  a 
small  yardage  had  been  spread  under  these  specifications,  it  was  found  that  there 
was  no  lock  at  all  between  the  stones,  and  that  when  filled  with  the  bituminous  cement 
but  little  strength  was  secured.  This  yardage  was  taken  up  and  the  gravel  afterwards 
used  was  still  further  screened  so  as  to  eliminate  practically  all  pebbles  below  %/i  in 
in  size.  After  the  surface  had  been  rolled  to  the  satisfaction  of  the  inspector,  1H  gal 
per  sq  yd  of  Texaco  asphalt  was  poured  over  the  pavement,  and,  immediately 
behind  the  asphalt,  pea-size  gravel  was  lightly  spread  over  the  surface,  and  the 
whole  rolled  again.  This  was  then  covered  with  H  to  %  gal  per  sq  yd  of  asphalt 
cement,  and  over  this  second  coat  of  cement  was  spread  coarse  sand,  and  the  whole 
again  rolled. 

"On  account  of  the  fact  that  so  much  care  had  to  be  taken  with  the  gravel  used,  and 
that  it  all  had  to  be  screened  after  being  received  in  order  to  eliminate  small  pebbles 
which  prevented  the  locking  together  of  individual  stones,  it  would  probably  have 
been  cheaper  to  have  purchased  crushed  limestone  in  the  first  place.  Some  conclusions 
may  be  drawn  as  to  this  method  of  construction.  They  are  as  follows:  Gravel  can 
be  made  to  lock  and  bond  only  after  a  great  deal  of  labor  and  trouble  are  taken  with 
it  It  would  probably  be  economical  to  pay  twice  as  much  for  crushed  stone  as  for 
gravel  to  get  equal  results." 

11.    Specifications  for  Construction 

The  fundamental  characteristics  of  methods  of  construction,  A  to  F, 
under  which  the  following  specifications  are  classified,  arc  described  in 
Art.  10. 

Method  A.     The  1917  Dallas,  Texas,  Specifications  are  as  follows: 
"Asphalt   Macadam   Wearing   Surface.    Upon   this   foundation   crushed   Jacksboro 
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limestone,  \M  to  H  in  In  sise,  than  then  be  evenly  spread  to  such  thickness  that  aftei 
tfaoroly  rolling  with  a  10-ton  roller  it  shall  conform  with  the  grade  of  the  completed 
street. 

"Asphalt,  heated  by  means  of  an  improved  form  of  heater,  to  a  temperature  oil 
not  less  than  149°  C  (300°  F)  and  not  more  than  204°  C  (400°  F),  shall  then  be  applied 
by  means  of  an  approved  distributing  device,  which  will  spread  the  asphalt  ovei 
the  surface  in  the  proper  quantity.  Twenty  pounds  of  asphalt  shall  be  used  to  each 
square  yard  of  surface.  No  asphalt  shall  be  applied  to  the  street  surface  when  the 
stone  is  wet,  nor  when  the  temperature  of  the  air  is  less  than  15°  C  (60°  F). 

"Hot  crushed  Jacksboro  limestone  chips  shall  then  be  evenly  spread  over  the  street 
surface,  rolled  until  cool  and  the  entire  street  surface  conforms  to  the  true  grade  and 
cross-section  of  the  completed  street." 

Method  B.  Am.  Soc.  Man.  Imp.  1917  Specifications.  For  sections 
covering  broken  stone,  see  Art.  6;  for  sections  covering  bituminous  cements, 
see  Art.  8. 

"  General  Description.  The  bituminous  macadam  pavement  shall  consist  of  three 
courses  of  broken  stone,  separately  constructed,  laid  to  conform  to  the  required  grades 
and  cross  sections,  and  constructed  as  hereinafter  specified  with  bituminous  material 
incorporated  with  the  top  or  third  course. 

"  First  Course.    After  the  subgrade  or  subbase  course  shall  have  been  prepared  ss 
specified,  a  course  of  No.  4  broken  stone  shall  be  evenly  spread  so  that  it  shall  have, 
after  rolling,  the  required  thickness  of  3  J^  in.     The  depth  of  loose  broken  stone  shall 
be  gauged  by  the  use  of  strings  between  iron  stakes,  as  directed.    The  spreading  of 
the  broken  stone  must  be  from  piles  dumped  on  boards  provided  for  the  purpose  or 
from  piles  dumped  alongside  the  road,  or  as  directed  by  the  Engineer.     This  course 
shall  be  thoroly  rolled  with  a  12  to  15-ton  road  roller.    The  initial  rolling  shall  begin 
at  the  sides  of  the  road  and  continue  towards  the  center  and  shall  be  kept  up  until 
the  stone  is  keyed  together  and  there  is  no  disturbance  of  the  stone  ahead  of  the  roller. 
After  the  first  course  has  been  compacted,  it  shall  be  evenly  covered  with  a  thin  layer 
of  screenings.    The  quantity  of  screenings  to  be  used  shall  be  just  sufficient  to  cover 
the  larger  stones  and  care  shall  be  exercised  to  avoid  the  use  of  an  excess  of  the  screen- 
ings.   This  covering  shall  then  be  rolled  as  heretofore  provided  except  that  water 
shall  be  used  in  connection  with  the  rolling  as  follows:    After  the  screenings  shall 
have  been  lightly  rolled,  water  shall  be  sprinkled  on  the  road  surface  just  ahead  of 
the  roller,  in  such  quantity  as  will  prevent  the  sticking  to  the  wheels  of  the-roDer  of 
the  fine  material  on  the  surface,  and  the  combined  spreading  of  screenings,  watering 
and  rolling  shall  be  continued  until  the  voids  of  the  broken  stone  become  so  filled 
with  the  finer  particles  as  to  result  in  a  wave  of  grout  being  pushed  along  the  road  sur- 
face by  the  front  wheel  of  the  roller.    After  the  completion  of  the  rolling,  no  teaming 
other  than  that  necessary  for  bringing  on  the  broken  stone  for  the  next  course  shall 
be  allowed  over  the  rolled  broken  stone.    Should  it  be  apparent  after  the  rolling  of  the 
first  course  that  the  subgrade  material  shall  have  become  churned  up  into  or  mixed 
with  the  broken  stone  of  this  course,  whether  by  reason  of  the  rolling,  or  by  hauling 
over  tiie  broken  stone  or  otherwise,  the  contractor  shall  at  his  own  expense  remove 
and  replace  such  mixture  of  subgrade  material  and  broken  stone  with  dean  broken 
stone  of  the  proper  size  and  shall  roll  the  material  to  produce  a  uniform,  firm  and 
even  first  course  as  required. 

"  Second  Course.  On  the  completed  first  course  shall  be  spread,  in  the  manner 
specified  in  the  preceding  paragraph.  No.  4  broken  stone  to  form  the  second  course. 
This  broken  stone  shall  be  evenly  spread  to  such  a  depth  that  it  shall  have,  after  rolling, 
the  required  thickness  of  3}4  in.  The  second  course  shall  be  compacted,  puddled 
with  screenings  and  water,  and  finished  under  the  same  provisions  as  prescribed  for 
the  first  course.  When  the  rolling  shall  have  been  completed,  the  surface  of  the 
second  course  shall  be  firm,  even  and  true  to  the  lines,  grades  and  cross-sections.  If 
the  surface  is  not  slightly  rough  so  as  to  afford  a  sufficient  mechanical  bond  for  the 
third  course,  it  shall  be  broomed. 

"  Description  of  Top  Course.    The  top  course  of  the  bituminous  macadam  pave- 
ment ah«ll  "onsbt  of  a  third  course  of  broken  stone  and  two  applications  of  bituminous 
-ti  application  being  followed  by  the  distribution  of  a  layer  of  No.  1  broken 
-ted  as  hereinafter  specified. 
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"Asphalt  Cement  and  Refined  Tar.  The  asphalt  cement  or  refined  tar,  hereinafter 
referred  to  as  bituminous  material,  used  in  the  construction  of  the  third  course  of  the 
bituminous  macadam  pavement  shall  conform  with  either  one  of  the  specifications 
covering  the  chemical  and  physical  properties  of  bituminous  materials  included  under 
the  item  entitled  'Asphalt  Cements  and  Refined  Tars  for  Bituminous  Macadam 
Pavement.'     See  Art.  8. 

«  Heating  Bituminous  Materials.  Bituminous  materials  shall  be  heated  In  kettles 
or  tanks  so  designed  as  to  admit  of  even  heating  of  the  entire  mass,  with  an  efficient 
and  positive  control  of  the  heat  at  all  times.  Asphalt  cement  shall  be  heated  as 
directed  by  the  Engineer  to  a  temperature  between  135°  C  (276°  F)  and  177°  C  (860° 
F).  All  asphalt  cement  heated  beyond  177°  C  (350°  F)  shall  be  rejected.  Refined 
tar  shall  be  heated  as  directed  by  the  Engineer  to  a  temperature  between  93°  C  (200°  F) 
and  121°  C  (260°  F).  All  refined  tar  heated  beyond  121°  C  (260°  F)  shall  be  rejected. 
No  tar  shall  be  heated  in  kettles  or  tanks  containing  any  oil  or  asphalt  cement.  Before 
changing  from  one  type  of  material  to  another,  kettles  or  tanks  shall  be  scrupulously 
cleaned  in  order  to  avoid  mixtures  of  the  two.  Any  mixtures  of  different  kinds  of 
Mtominous  materials  shall  be  rejected. 

••  Thermometers  Furnished  by  Contractors.  The  contractor  shall  provide  a  suffi- 
cient number  of  accurate,  efficient,  stationary  thermometers  for  determining  the 
temperature  of  the  bituminous  material  in  kettles  or  tanks. 

•*  Third  Course  of  Broken  Stone.  On  the  completed  second  course,  when  thoroly 
dry,  shall  be  spread,  in  the  manner  above  specified  for  the  first  course,  dry  No.  3  broken 
stone  to  form  the  third  course.  This  broken  stone  shall  be  evenly  spread  to  such  a 
depth  that  it  will  have,  after  rolling,  the  required  thickness  of  2J4  in.  The  third 
course  shall  be  thoroly  compacted  by  dry  rolling  until  the  fragments  of  broken  stone 
have  keyed  together  in  accordance  with  the  same  provisions  covering  rolling  as  pre- 
scribed for  the  'First  Course/ 

41  First  Application  of  Bituminous  Material.  After  the  third  course  of  broken  stone 
shall  have  been  thoroly  compacted  as  specified  and  when  clean  and  thoroly  dry,  the 
bituminous  material  shall  be  uniformly  applied  over  the  prepared  surface  of  the  third 
course  by  means  of  a  pressure  distributor  as  hereinafter  specified.  The  asphalt  cement, 
when  applied,  shall  have  a  temperature  between  186°  C  (275°  F)  and  177°  C  (350°  F). 
The  refined  tar,  when  applied,  shall  have  a  temperature  between  93°  C  (200°  F)  and 
121°  C  (250°  F).  The  total  amount  of  bituminous  material  to  be  used  in  the  first 
application  shall  not  be  less  than  1H  gal  nor  more  than  IX  8*1  per  sq  yd,  the  precise 
quantity  being  determined  by  the  Engineer. 

"  Pressure  Distributor.    See  Art  9". 

"First  Application  of  No.  1  Broken  Stone.  Immediately  after  the  application  of 
the  bituminous  material,  a  layer  of  dry  No.  1  broken  stone,  not  to  exceed  %  in  in 
thickness,  shall  be  spread  as  directed  by  the  Engineer  over  the  surface  of  the  bituminous 
material  and  shall  be  at  once  rolled  as  directed  by  the  Engineer  with  a  roller  weighing 
between  12  and  15  tons.  During  the  rolling  process,  additional  No.  1  broken  stone 
shall  be  applied  and  broomed  until  the  voids  in  the  upper  portion  of  the  third  course 
are  filled  to  the  satisfaction  of  the  Engineer. 

"  Second  Application  of  Bituminous  Material.  Prior  to  the  second  application  of  bitu- 
minous material,  all  loose  No.  1  broken  stone  shall  be  swept  from  the  surface  of  the 
pavement.  When  thoroly  clean  and  dry,  a  second  application  of  bituminous  material 
shall  be  uniformly  applied  over  the  surface  by  means  of  a  pressure  distributor  as 
specified  above.  When  applied  the  asphalt  cement  shall  have  a  temperature  be- 
tween 135°  C  (276°  F)  and  177°  C  (360°  F).  When  applied  the  refined  tar  shall 
have  a  temperature  between  93°  C  (200°  F>  and  121°  C  (250°  F).  ?he  total 
amount  of  bituminous  material  to  be  used  in  the  second  application  shall  not  be  less 
than  H  gal  nor  more  than  %  gal  per  sq  yd,  the  precise  quantity  being  determined  by 
the  Engineer. 

"  Second  Application  of  No.  1  Broken  Stone.  Immediately  after  the  second  appli- 
cation of  bituminous  material,  a  layer  of  dry  No.  1  broken  stone,  not  to  exceed  H  in 
in  thickness,  shall  be  spread  and  broomed  as  directed  by  the  Engineer  over  the  surface 
of  the  bituminous  material  and  thereafter  at  once  rolled  as  directed  by  the  Engineer 
with  a  roller  weighing  between  12  and  15  tons.  The  rolling  shall  be  continued  and 
additional  No.  1  broken  stone  shall  be  applied  until  a  smooth,  uniform  surface  is 
produced  to  the  satisfaction  of  the  Engineer. 
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• 

"  Seasonal  and  Weather  Limitations.  No  bituminous  material  shall  be  applied 
when  the  air  temperature  in  the  shade  is  below  10°  C  (50°  F),  except  by  the  wiitUsn 
permission  of  the  Engineer. 

"  Measurement  and  Payment  The  quantity  of  bituminous  macadam  pavement 
to  be  paid  for  under  this  item  shall  be  the  number  of  square  yards,  measured  horizon- 
tally, satisfactorily  completed  in  accordance  with  the  specifications.  The  price  stipu- 
lated in  this  item  shall  include  the  furnishing,  crushing  and  screening  of  the  different 
sizes  of  broken  stone,  the  heating  and  distributing  of  the  bituminous  material,  and  all 
materials,  work  and  expenses  incidental  to  the  completion  of  the  bituminous  macadam 
pavement  except  the  furnishing  of  the  bituminous  material,  which  will  be  included 
for  payment  under  the  item  entitled  Asphalt  Cements  and  Refined  Tars  for  Bituminous 
Macadam  Pavements."    See  Art.  8. 

Method  B.  The  1917  Penn.  State  Highway  Dept.  Specifications  are  as 
follows : 

"  Crushed  Stone.  The  stone  shall  be  first  quality,  cubical  crushed  rock,  free  front 
dirt,  dust  and  foreign  materials  and  of  such  size  as  shall  pass  a  3-in  revolving  screen 
and  be  retained  on  a  1-in  screen.  No  intermediate  sizes  shall  be  removed.  The 
French  coefficient  of  wear  shall  be  not  less  than  10.  For  filling  the  surface  voids  in 
the  above  described  stone  after  the  bituminous  material  has  been  applied,  hard*  tough 
crushed  rock,  free  from  dirt,  dust  and  foreign  materials,  passing  a  1-in  revolving  screen 
and  being  retained  on  a  *a-in  screen  and  having  a  French  coefficient  of  wear  of  not 
less  than  15,  shall  be  used.     This  stone  is  known  as  fi-in  material. 

"  Stone  Chips.  The  stone  chips  shall  be  of  the  best  quality  rock  and  of  such  sixes 
as  shall  pass  a  ^in  screen,  with  the  larger  sizes  predominating  and  shall  be  free  from 
dirt,  dust  and  foreign  materials.  The  French  coefficient  of  wear  shall  be  not  lees 
than  15. 

"  Placing.  The  broken  stone  shall  be  spread  upon  the  base  course,  with  shovels* 
from  piles  alongside  the  roadway  or  from  a  dumping  board.  In  no  case  shall  the 
broken  stone  be  dumped  directly  upon  the  base  course.  The  depth  of  the  surface 
course  shall  be  not  less  than  3  in  at  any  point  after  final  compression.  If  s  greater 
depth  is  laid  by  the  contractor  no  extra  allowance  for  such  additional  depth  will  be 
made. 

"  Rolling.  After  the  broken  stone  for  the  surface  course  has  been  laid  true  to 
line,  grade  and  cross-section,  it  shall  be  rolled  with  a  power  roller,  weighing  not 
less  than  10  tons,  until  the  stone  is  compressed  to  a  firm,  even  surface,  but  not  to  final 
compression. 

"Bituminous  Application.  After  the  rolling  has  been  completed  as  above  there 
shall  be  spread  evenly  over  the  surface  a  quantity  of  approved  bituminous  binder, 
not  less  than  \\i  nor  more  than  134  gal,  as  directed,  to  each  sq  yd  of  surface 
The  bituminous  material  shall  be  heated  to  and  applied  at  a  temperature  of  not  1< 
than  107°  C  (225°  F)  nor  more  than  163°  C  (325°  F),  if  an  asphalt,  and  not  less  than 
79°  C  (175°  F),  nor  more  than  121°  C  (250°  F),  if  a  tarjproduct,  as  may  be  directed. 
After  the  bituminous  binder  has  been  applied,  there  shall  be  spread  a  layer  of  ££-in 
dry  crushed  rock  free  from  dust  and  in  such  quantity  as  just  will  cover  the  surface 
and  fill  the  surface  voids.  Rolling  then  shall  continue  until  the  surface  is  bonded 
thoroly. 

"  Seal  Coat.  After  the  surface  has  been  prepared  as  above,  it  shall  be  swept  clean 
of  all  loose  stone  and  an  application  of  bituminous  binder  of  approximately  \£  to  )i 
gal,  as  directed,  to  the  sq  yd  of  surface  area  shall  be  applied  evenly,  which  shall  be 
covered  immediately  with  a  thin  layer  of  dry  stone  chips  and  rolled  lightly.  The 
quantity  «of  chips  shall  be  sufficient  to  take  up  all  excess  bituminous  material 
remaining  on  the  surface.  The  finished  surface  shall  conform  with  the  grade  and 
cross-sections. 

"  Weather  Conditions.  No  bituminous  materials  shall  be  applied  unless  the  atone 
surfacing  is  thoroly  dry  and  the  air  temperature  is  at  18°  C  (65°  F)  or  above." 

Method  C.  The  1917  Ohio  State  Highway  Dept.  Specifications  are 
aa  follows: 

"  Sizes  of  Aggregate.    No.  1.  Material  passing  thru  a  3H-hi  and  retained  on  a 
2Jn  ntvming.    No.  1  size  for  stone  with  an  abrasion  loss  of  greater  than  6%,  shall 
material  passing  thru  a  4-in  and  retained  on  a  2^6-in  opening. 
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No.  2.  Material  passing  thru  a  2^-in  and  retained  on  a  lK-in  opening. 

No.  3.  Material  passing  thru  a  1^-in  and  retained  on  a  %  -in  opening. 

No.  4.  Grit.     Material  passing  thru  a  %-in  and  retained  on  a  >tf-in  opening. 

No.  6.  Grit.  Material  passing  thru  a  H-in  opening  and  retained  on  a  Vie-in 
opening  or  square  mesh. 

No.  7.  Screenings.  Material  passing  thru  a  %-in  opening  or  square  mesh  and 
containing  not  more  than  30%  of  material  that  will  pass  a  100-mesh  sieve." 

"  Size  of  Aggregate  for  Top  Course.  If  the  thickness  of  the  completed  top  course 
is  3  in  or  less,  No.  2  size  aggregate  shall  be  used.  For  courses  over  3  in  in  depth, 
No.  1  size  aggregate  shall  be  used. 

"Spreading  Coarse  Aggregate.  Upon  the  foundation,  prepared  as  elsewhere  de- 
scribed, shall  be  spread  a  course  of  stone  or  slag,  of  sufficient  depth  to  roll  to  the  finished 
thickness  shown  on  the  plans.  Cubical  blocks  of  wood,  or  side  and  center  guide 
forma  of  proper  size,  shall  be  used  to  fix  the  depth  of  the  loose  material.  In  spreading, 
care  must  be  taken  to  preserve  the  grade  and  crown,  and  also  to  prevent  a  wavy  surface. 
After  the  stone  or  slag  is  spread  upon  the  foundation,  it  shall  be  harrowed  to  aid  in 
producing  a  uniform  and  even  surface.  Any  thin,  flat  or  oversize  stones  that  appear 
on  the  surface  at  any  time  during  the  process  of  construction,  shall  be  removed  there- 
from. When  spread,  the  material  shall  have  a  uniform  distribution  of  sizes  thruout 
the  entire  course. 

"  Rolling.  The  top  course  shall  be  rolled  until  it  is  thoroly  compacted  and  the  sur- 
face is  smooth  and  conforms  to  the  established  grade  and  cross-section.  The  rolling 
shall  begin  with  the  outside  driver  covering  equal  parts  of  the  metal  and  shoulder, 
and  the  roller  shall  be  run  forward  and  backward  along  the  edge  of  the  metal  until 
the  shoulder  and  metal  are  firmly  bound  together.  The  rolling  shall  then  progress 
gradually  from  each  side  toward  the  center  and  this  process  repeated  until  the  entire 
course  has  been  thoroly  rolled.  Any  low  places  that  develop  during  the  rolling  shall 
be  loosened  and  then  refilled  with  the  same  kind  of  material  as  that  of  which  this  course 
u  constructed,  and  again  rolled,  as  required  above. 

"Partial  Filling.  Where  this  top  course  is  to  be  thicker  than  3  in,  when  com- 
pleted, the  bottom  voids  up  to  within  3  in  of  the  surface  shall  be  filled  with  dry  No.  7 
limestone  or  slag  screenings  or  dry  sand.  The  screenings  shall  be  applied  thinly  over 
the  surface  during  the  process  of  dry  rolling.  The  stone  shall  be  so  treated  that  the 
upper  3  in  of  the  course  will  be  free  from  all  dust  and  fine  material  when  the  bituminous 
material  is  applied.  During  the  finishing  process  of  rolling  any  large  voids  in  this 
course  shall  be  partially  filled  with  No.  3  stone  which  shall  be  whipped  into  the  voids 
with  shovels  or  by  hand.  Rolling  shall  be  continued  during  the  application  of  the 
stone.  The  voids  in  this  top  course  shall  be  just  sufficiently  filled  so  that  the  amount 
of  bituminous  material  specified  will  fill  the  remaining  voids  and  produce  a  dense 
surface  when  the  road  is  completed.  Any  dust  remaining  on  the  surface  stone  shall  be 
removed  by  sprinkling  with  water.  Sufficient  time  for  the  stone  to  dry  shall  elapse 
before  any  bituminous  material  is  applied,  but  there  shall  be  no  more  than  1000  ft 
of  top  course  uncompleted  at  any  one  time. 

"  Applying  Bituminous  Material.  No  bituminous  material  shall  be  applied  when 
the  temperature  of  the  atmosphere  on  the  work  is  below  7°  C  (46°  F)  or  when  the 
stone  is  damp  or  wet-  Without  disturbing  the  stone  or  grit  placed  and  rolled  as 
above  described,  the  bituminous  material,  of  the  quality  specified  in  the  estimate, 
shall  be  uniformly  applied  to  the  surface  by  means  of  approved  pressure  distributors 
or  hand  sprinkling  pots.  The  total  quantity  of  bituminous  material  used,  including 
the  seal  coat,  shall  be  as  specified  in  the  estimate.  Immediately  after  the  bituminous 
binder  is  applied,  there  shall  be  evenly  spread  over  the  entire  surface,  hard,  clean, 
No.  4  grit  of  stone,  slag  or  gravel  in  amount  sufficient  to  fill  the  surface  voids.  The 
grit  shall  be  evenly  distributed  with  a  push  broom  to  insure  the  filling  of  the  voids. 
It  shall  be  so  applied  as  to  leave  a  minimum  amount  of  grit  on  the  surface.  The 
road  shall  then  be  thoroly  rolled  before  the  bituminous  material  stiffens  enough  to 
prevent  the  grit  from  being  readily  incorporated  with  it  The  rolling  shall  continue 
until  a  firm  and  smooth  surface  results,  conforming  to  the  requirements  of  the  plans. 
Any  surplus  loose  grit  not  held  by  the  bituminous  material  shall  be  swept  off  and 
the  surface  kept  dean  until  the  seal  coat  is  applied. 

"  Bituminous  Seal  Coat.  After  this  rolling,  not  less  than  ^  gal  of  the  same  bitu- 
minous material,  heated  as  above,  shall  be  uniformly  spread  over  each  square  yard, 
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and  the  surface  again  covered  with  No.  4  or  No.  6  grit  at  the  rate  of  about  1  en  yd  to 
70  aq  yd  of  surface.  The  road  shall  then  be  rolled  until  thoroly  compacted.  A  suf- 
ficient amount  of  grit  shall  be  left  on  the  surface  to  protect  the  road  while  setting  up." 
Method  D.  The  Road  Board  of  England  General  Directions  for  Surfac- 
ing with  Pitch-Grouted  Macadam  are  as  follows: 

"  1.  Any  road  which  is  to  be  surfaced  with  pitch-grouted  macadam  should  have  a 
proper  foundation  or  sub-crust  of  adequate  thickness  to  bear  the  traffic  likely  to  use  it 

"2.  Before  laying  a  new  surface  of  pitch-grouted  macadam  the  thickness  of  the 
old  crust,  including  foundations,  should  be  ascertained  by  opening  trial  trenches  at 
intervals  averaging  about  150  yd  extending  from  the  haunch  of  the  road  to  the  center, 
such  trenches  to  be  made  alternately  on  opposite  sides  of  the  road.  • 

"8.  The  thickness  of  the  surface  coating  of  pitch-grouted  macadam  when  finished 
and  consolidated  by  rolling  should  be  2)4  to  3  in,  except  on  very  light  traffic  roads, 
when  the  thickness  may  be  2  in  for  single-pitch-grouting,  and  from  4  to  4  H  in  for 
the  double-pitch-grouting  hereafter  described. 

"4.  In  the  case  of  naturally  hard  subsoils,  not  materially  softened  by  infiltration 
of  surface  water,  the  total  thickness  of  the  road  crust,  including  foundation,  if  any, 
after  consolidation  by  rolling  of  the  new  pitch-grouted  surface,  should  not  under  ordi- 
nary circumstances  be  less  than  6  in,  unless  the  subsoil  is  so  hard  as  in  itself  to  act  as 
a  good  foundation,  in  which  case  the  thickness  of  the  road  crust  may  be  reduced  to 
4  in.  In  the  case  of  clay  or  other  yielding  subsoils  the  total  thickness  should  not 
be  leas  than  11  in. 

"6.  The  finished  surface  should  have  a  cross-fall  of  about  1  in  32.  If  the  crust 
is  not  sufficiently  thick  at  the  crown  to  enable  this  cross-fall  to  be  obtained  with  a  new 
coating  of  the  thickness  above  mentioned,  then  the  old  surface  should  be  left  intact 
and  unscarified,  and  the  thickness  of  the  new  pitch-grouted  coating  increased  as 
far  as  may  be  necessary.  If  the  crust  is  of  sufficient  thickness  for  the  purpose,  the 
regulation  of  the  cross-fall  should  be  carried  out  by  scarifying  the  surface  and  removing 
material  from  the  crown  to  the  sides  previous  to  the  application  of  the  new  coating. 
Material  loosened  by  scarifying  should  be  screened  and  all  material  finer  than  H  in 
should  be  thrown  aside. 

"6.  The  aggregate  of  broken  stone  to  form  the  new  surface  of  pitch-grouted  macadam 
should  contain  broken  stone  of  approved  quality  of  which  at  least  60%  must  be  broken 
to  the  size  of  2H  in,  and  35%  to  sises  graded  from  2H  to  \\i  in.  In  addition  to  this 
6%  of  chipping*  of  the  same  stone,  varying  from  H  iu  down  to  %  in,  should  be  used 
for  closing  after  the  grouting  with  melted  pitch. 

"7.  For  making  pitch-grouted  macadam,  the  pitch  used  should  comply  with  the 
Road  Board  Specification  for  Pitch  (see  Art.  8),  its  viscosity  being  altered  to  suit 
climatic  and  local  conditions  by  varying  the  quantity  of  the  tar  oils  as  specified 
therein. 

"8.  It  is  important  that  the  pitch  should  not  be  poured  if  the  surface  of  the  stone 
is  wet.  The  stone  may  be  protected  by  tarpaulins,  or,  if  wet,  may  be  dried  in  sil* 
by  portable  blowers  or  other  means. 

"9.  The  quantity  of  pitch  required  to  grout  a  single  coating  is  approximately,  for 
a  consolidated  thickness  of  2  in,  IX  gal  per  yd  super,  for  2H  in,  1J$  gal  per  yd  super, 
and  for  3  in,  2  gal  per  yd  super,  but  these  quantities  may  vary  with  different  materials 
and  care  must  always  be  taken  to  fill  the  voids  adequately. 

"10.  The  aggregate  after  having  been  spread  and  levelled  must  be  rolled  down 
dry  until  the  surface  is  formed,  but  without  the  addition  of  any  small  material. 

"11.  The  pitch,  after  being  carefully  melted  as  described  in  Clause  18,  must  be 
raised  to  a  temperature  of  149°  C  (300°  F).  Clean,  sharp  sand  must  be  heated  on 
sand  heaters  to  a  temperature  of  204°  C  (400°  F).  A  dandy,  or  portable  mixing 
vessel,  is  then  to  be  filled  with  equal  parts,  by  measurement,  of  the  heated  pitch  and 
the  hot  sand,  and  the  mixture,  hereafter  called  the  matrix,  is  to  be  kept  well  stirred, 
while  it  is  being  emptied  from  the  dandy  or  portable  mixing  vessel  into  pouring  cans 
of  from  2  to  8  gal  capacity,  which  are  used  for  pouring  the  matrix  on  to  the  road- 
way. Not  only  during  the  process  of  mixing  but  afterwards,  right  up  to  the  time 
of  actual  pouring,  the  matrix  must  be  kept  well  stirred.  The  matrix  prepared  with 
~«*~w  in  the  quantities  specified  in  Clause  9  should  be  sufficient  to  fill  the  voids  of  the 
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"12.  The  final  rolling  should  be  commenced  immediately  after  pouring  the  pitch 
matrix,  and  carried  on  rapidly  before  the  matrix  has  time  to  set.  The  b%  of  graded 
drippings  should  be  spread  over  the  grouted  surface  in  part  previously  to  and  the 
remainder  during  the  process  of  rolling.  The  traffic  may  be  allowed  on  to  the  finished 
snrfacw  as  soon  as  the  surface  has  cooled  to  the  normal  temperature. 

"IS.  Double  Pitch-Grouting.  When  the  traffic  is  so  heavy  that  a  consolidated 
of  from  4  to  4H  in  of  pitch-grouted  macadam  is  required*  it  is  desirable,  in 
to  obtain  the  best  and  most  economical  results,  to  divide  the  coating  into  two 
layers,  the  bottom  layer  to  be  the  thicker  one  and  to  consist  of  large  stones,  the  two 
layers  being  rolled  down  and  grouted  separately.  Any  local  stone  which  can  be  pro- 
cured cheaply  may,  if  suitable  in  quality  for  foundation  work,  be  used  for  the  bottom 
layer  graded  from  8-in  gauge  down  to  2-in  gauge.  No  chipplngs  are  required  for  finish- 
ing the  rolling  of  the  bottom  layer.  The  aggregate  for  the  upper  layer  should  consist 
of  hard  road  stone  of  approved  wearing  quality,  broken  to  lH-in  gauge,  and  6%  of 
chippinga  of  the  same  stone  used  for  the  upper  layer,  graded  from  M-inch  down  to 
H-in,  should  be  added  before  and  during  the  process  of  rolling,  and  rolled  down  so 
as  to  form  the  finished  surface  of  the  road. 

M 14.  In  pouring  the  pitch  on  the  bottom  layer  the  surface  of  the  pitch  should  not 
be  brought  to  the  surface  of  the  stone,  but  should  lie  about  H  in  below  such  surface, 
with  the  object  of  providing  a  key  for  the  upper  layer. 

"15.  The  materials  and  the  methods  of  grouting  and  laying  down  in  the  case  of 
doable-pitch-grouting,  should,  except  when  otherwise  expressly  stated,  conform  to 
the  provisions  of  Clauses  7,  8,  10,  11  and  12. 

"16.  The  quantity  of  pitch  required  for  double-pitch-grouting  is  approximately, 
for  a  consolidated  thickness  of  4  in,  3}<{  gal  per  yd  super,  and  for  4H  in,  3H  gal  per 
yd  super,  but  these  quantities  may  vary  with  different  materials,  and  care  must  always 
be  taken  tq  fill  the  voids  in  the  surface  coating  adequately. 

"17.  For  the  purpose  of  accurately  ascertaining  the  proportions  necessary  for  the 
matrix,  it  is  raaontinl  that  portable  weights,  scales  and  measures  be  provided,  and  all 
materials  used  in  the  preparation  of  the  matrix  should  be  accurately  proportioned 
by  weight  or  measurement. 

"18.  Instructions  for  Melting  the  Pitch.  The  pitch  boilers  of  from  2  to  8  tons 
capacity  should  be  charged  with  pitch  and  about  one-half  of  the  proper  proportion 
of  tar  oOs.  The  fire  should  then  be  lighted,  and  thereafter  a  steady  fire,  with  fire 
doors  closed,  should  be  maintained,  when,  in  from  4  to  5  hr,  the  pitch  should  be  thoroly 
melted.  A  bright  fire  should  be  kept  until  the  pitch  reaches  a  temperature  of  149°  C 
(300°  F),  when  the  remainder  of  the  oils  should  be  added  and  the  mixture  thoroly 
stirred;  the  fire-doors  should  then  be  opened  and  the  temperature  of  the  melted  pitch 
permitted  to  fall  to  121°  or  182°  C  (250°  or  270°  F).  The  pitch  should  then  be  ready 
for  use  and  in  all  cases  should  be  thoroly  well  stirred  before  being  drawn  off.  In  the 
event  of  bad  weather  stopping  the  work  of  grouting  the  fire-door  should  be  left  open, 
the  damper  dosed,  and  the  temperature  of  the  pitch  allowed  to  fall  to  93°  C  (200°  F). 
It  can  be  kept  at  this  temperature  for  long  periods  with  banked  fires  consuming 
about  7  lb  of  coke  per  hr.  It  is  recommended  that  a  suitable  Fahrenheit  ther- 
mometer with  metal  protection  should  be  at  hand  to  indicate  the  temperature  of 
the  melted  pitch.  Whenever  the  weather  is  favorable  for  the  recommencement 
of  the  work  the  pitch  must  be  again  raised  to  132°  C  (270°  F)  by  closing  the  doors 
and  sharp  firing.  It  is  desirable  that  the  boiler  should  be  kept  air-tight  when  the 
pitch  is  being  melted,  by  the  use  of  air-tight  covers  properly  packed  so  as  to  make 
an  air-tight  joint." 

Method  D»  The  Mass.  Highway  Comm.  Specifications  (24)  are  as 
follows: 

"Upon  the  lower  course  shall  be  spread  the  upper  course  of  stone,  which  shall 
consist  of  broken  trap  rock  that  will  pass  thru  a  ring  2H  in  in  diameter  and  will  not 
pass  thru  a  ring  \\i  in  in  diameter,  and  shall  be  2  in  in  thickness  after  rolling  with  a 
■team  roller,  and  evened  up  with  material  of  the  same  size  and  quality  as  has  been 
used  in  that  particular  course  and  to  the  satisfaction  of  the  Engineer. 

"Upon  and  into  the  interstices  of  the  upper  course,  prepared  as  hereinbefore  de- 
scribed, shall  be  broomed  and  poured  hot  tar  and  hot  sand  at  the  rate  of  2J4  gal  per 

■qyd. 
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"The  proportions  of  sand  and  tar  in  the  mixture  shall  be  equal  in  volume*  that  i 
the  mixture  shall  consist  of  50%  hot  sand  and  50%  hot  tar.  The  sand  shall  be 
and  sharp  and  free  from  loam,  clay  and  adventitious  matter  of  all  kinds.  The 
of  sand  shall  pass  thru  a  16-mesh  sieve,  not  more  than  20%  shall  pass  a  lOO-snei 
sieve,  not  more  than  5%  shall  pass  a  200-mesh  sieve.  The  sand  shall  be  heated  i 
a  manner  satisfactory  to  the  Engineer  to  approximately  149°  C  (300°  F),  and  after  heat 
ing,  the  sand  shall  be  mixed  immediately  with  the  tar,  in  such  manner  as  to  be  oats 
factory  to  the  Engineer,  and  so  handled  that  when  it  is  poured  into  the  road,  tfc 
sand  will  not  have  settled  to  the  bottom  of  the  tar,  but  shall  be  in  complete  suapenaioi 
Before  mixing,  the  tar  shall  have  been  heated  to  a  temperature  approximately  107*  < 
(225°  F). 

"Immediately  after  the  tar  and  sand  mixture  has  been  broomed  and  poured  int 
the  top  course  the  surface  shall  be  covered  with  a  thin  layer  of  pea  stone  and  in 
mediately  rolled  with  a  steam  roller  weighing  not  less  than  10  tons,  to  the  aatJafactao 
of  the  Engineer." 

Method  E.     Specifications  Based  upon  American  Practice. 

Base  Course.  The  lower  course  shall  consist  of  crushed  stone  which  shall  pas 
a  $M4n  ring  and  be  retained  on  a  2^-in  ring,  spread  to  a  finished  depth  of  4  in,  be 
2H  in  below  the  finished  grade.  The  course  shall  be  filled  thoroly  with  sharp  sand 
gravel,  stone  screenings  or  similar  filler  approved  by  the  engineer,  and  rolled  unti 
smooth  and  firm.    No  filler  shall  be  left  on  the  surface. 

Sand  Layer.  On  this  course  of  stone  thus  prepared,  shall  be  spread  evenly  a  laye 
of  sharp  sand  to  the  depth  of  not  less  than  H  in,  nor  more  than  1  in. 

First  Coat  Tar.  Refined  tar,  heated  to  a  temperature  of  not  less  than  93°  C  (200°  F 
and  not  more  than  135°  C  (275°  F),  shall  then  be  spread  evenly  over  the  surface  U 
the  amount  of  not  less  than  1  gal,  nor  more  than  1 H  gal  per  sq  yd. 

Wearing  Course.  The  wearing  course  shall  be  placed  on  the  tar  mortar  and  she! 
consist  of  a  layer  of  crushed  stone  which  shall  pass  a  2  3^ -in  screen  and  be  retained  on  a 
1^-in  screen  spread  to  a  finished  depth  of  not  leas  than  2)4  in.  This  sise  of  stone  ■ 
best  for  trap  rock  or  other  hard  rock  which  does  not  break  under  the  roller.  If  lime- 
stone or  other  soft  rock  is  used  a  larger  sized  stone  may  be  used  to  advantage.  Thn 
course  shall  not  be  filled,  but  shall  be  keyed  thoroly  together  by  rolling.  The  surface 
shall  be  left  smooth  and  of  even  firm  texture  clean  and  free  from  dirt,  clay,  stone 
dust  or  other  material  which  will  prevent  the  easy  penetration  of  the  refined  tar. 

Second  Coat  Tar.  Refined  tar,  heated  to  a  temperature  of  not  less  than  93°  C 
(200°  F)  and  not  more  than  185°  C  (275°  F)  shall  be  spread  uniformly  over  the  surface 
when  dry  to  the  amount  of  not  less  than  l\i  gal,  nor  more  than  1H  gal  per  sq  yd. 

Three-Fourths  Inch  Stone.  As  soon  as  possible  after  spreading  the  refined  tar  *4~in 
crushed  stone  without  dust,  stone  which  shall  pass  a  lH-ia.  screen  and  be  retained  on 
a  H-in  screen,  shall  be  spread  over  the  surface  filling  the  voids,  but  leaving  no  surplus 
on  the  surface.    The  road  shall  then  be  rolled  until  firm. 

Seal  Coat  The  road  shall  be  swept  free  from  any  particles  of  stone  not  held 
by  tiie  tar.  Not  less  than  H  nor  more  than  H  gal  of  refined  tar  per  sq  yd,  heated 
to  a  temperature  of  not  less  than  93°  C  (200°  F)  nor  more  than  135°  C  (275°  F).  shall 
be  spread  over  the  surface  and  covered  with  stone  screenings  or  sharp  sand.  The 
road  shall  then  be  rolled  until  compacted.  A  sufficient  amount  of  screenings  or  sand 
shall  be  left  on  the  surface  to  protect  the  road  while  setting  up. 

Method  F.  The  1917  Specifications  of  the  111.  State  Highway  Dept.  are 
as  follows: 

"  Tests  and  Sixes  of  Crushed  Stone.  Crushed  stone  should  be  of  sound  and  durable 
material,  and  shall  have  a  coefficient  of  wear  according  to  the  Duval  test  of  not  lest 
than  7.     The  sizes  of  crushed  stone  that  shall  be  used  are  as  follows: 

1.  Uniformly  graded  and  broken  to  a  size  that  will  pass  over  a  2-in  ring  and  will 
just  pass  thru  a  3-in  ring,  which  size  will  hereinafter  be  referred  to  as  S-in  stone. 

2.  Uniformly  graded  and  broken  to  a  size  that  will  pass  over  a  H-in  square  mesh 
and  will  just  pass  thru  a  H-in  ring,  which  size  will  hereinafter  be  referred  to  as  chips. 
This  stone  shall  be  clean  and  entirely  free  from  dust. 

3.  Uniformly  graded  and  broken  to  a  size  that  will  just  pass  thru  a  M-in  ring 
-  *  v*  uniformly  graded  to  dust.    This  material  will  hereinafter  be  referred  to  as 

1". 
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M  Spreading  Pint  Coarse  of  Stone.  The  first  course  of  stone  shell  be  of  8-in  stone, 
to  compact  under  rolling  to  the  dimensions  shown  on  the  plans.  The  stone 
be  dumped  directly  upon  the  roadbed,  but  in  such  case  it  shall  be  distributed 
aniformly  over  the  foundation. 

M  Harrowing  First  Course  of  Stone.  After  the  first  course  of  stone  has  been  spread, 
it  shall  be  thoroly  harrowed  several  times  over  until  a  maximum  density  is  obtained 
and  all  fine  material  which  may  have  been  mixed  with  8-in  stone  has  been  shaken  to 
the  bottom  of  the  layer.  The  harrow  shall  be  of  the  stiff  tooth  type  and  shall  have 
metal  teeth  at  least  1  in  in  diameter  extending  6  in  below  the  harrow  frame.  The 
spacing  of  the  teeth  shall  be  such  as  to  admit  the  free  passage  of  all  stone  between  them, 
and  yet  so  displace  the  stone  as  to  produce  the  density  desired.  The  design  of  the 
harrow  shall  provide  a  weight  of  from  6  to  12  lb  upon  each  tooth. 

M  Soiling  Pint  Course  of  Stone.  After  the  stone  for  the  first  course  has  been  spread 
to  the  required  depth,  harrowed,  and  then  shaped  to  the  proper  cross  section,  it  shall 
be  rolled  until  the  entire  surface  is  covered  and  thoroly  compacted,  forming  a  firm 
smooth  surface.  The  rolling  shall  begin  at  the  aides  and  work  toward  the  center,  at 
each  rolling  allowing  an  overlap  of  one-half  of  the  width  of  one  of  the  rear  wheels,  and 
these  wheels  shall  cover  the  entire  metal  surface  thoroly.  The  speed  of  the  roller 
shall  not  exceed  100  ft  per  min.  If  any  unevenness  or  depressions  appear  during  or 
after  rolling,  material  shall  be  added  and  rolled  until  there  has  been  formed  a  thoroly 
compacted  and  uniform  surface. 

u  Spreading  Screenings,  Watering  and  Rolling.  After  the  first  course  of  stone  has 
been  properly  shaped  and  rolled  to  the  satisfaction  of  the  engineer,  the  screenings,  or 
bonding  gravel,  shall  be  applied  in  several  successive  layers  and  the  surface  broomed 
and  roDed  between  esch'appUcation  until  the  voids  in  the  stone  are  practically  filled^with 
dry  screenings.  Screenings  shall  be  spread  uniformly  over  the  surface  of  the  road 
from  piles  along  the  side,  and  in  no  case  shall  screenings  be  dumped  directly  upon 
the  surface  of  the  stone.  After  the  voids  have  been  filled  with  screenings,  the  surface 
shall  be  sprinkled  until  saturated,  the  sprinkler  being  followed  by  the  roller,  and  more 
screenings  shall  be  added,  if  necessary.  The  sprinkling,  sweeping  and  rolling  shall 
continue  until  a  grout  has  been  formed  that  will  fill  all  of  the  voids  and  will  form 
a  wave  of  water  and  grout  before  the  wheels  of  the  roller.  The  entire  operation  of 
spreading  screenings,  watering  and  rolling  shall  be  done  to  the  satisfaction  of  the 


■•  Spreading  and  Harrowing  Second  Course  of  Stone.  The  stone  for  the  second 
course  shall  not  be  spread  until  the  foundation  or  first  course  has  been  completed 
and  shoulders  made  as  herein  specified.  The  second  course  shall  be  of  3-in  stone, 
and  shall  be  spread  to]|compact  under  rolling  to  the  dimensions  shown  on  the  plans. 
After  the  second  course  has  been  spread  it  shall  be  harrowed  as  hereinbefore  specified 
for  the  first  course  of  stone. 

M  Rolling  Second  Course  of  Stone.  After  the  stone  for  the  second  course  has  been 
spread  to  the  required  depth,  harrowed  and  shaped  to  the  proper  cross-flection,  it  shall 
be  rolled  until  it  is  compacted  and  forms  a  firm,  smooth  surface.  The  rolling  shall 
begin  at  the  sides  of  the  pavement  and  work  toward  the  center,  and,  when  completed, 
the  surface  of  the  shoulders,  and  of  the  second  course,  shall  be  smooth  and  true  to  the 
crone  section  shown  on  the  plans.  If  any  unevenness  or  depressions  appear  during  or 
after  rolling  the  second  course,  either  on  the  surface  of  the  shoulders  or  stone,  ma- 
terial shall  be  removed,  or  additional  material  shall  be  added  to  correct  all  such  un- 
evenness or  depressions,  and  the  entire  surface  rolled  until  it  becomes  smooth  and 
uniform  in  character. 

M  Spreading  First  Coat  of  Bituminous  Binder.  After  the  surface  has  been  pre- 
pared as  described  above  and  it  is  dry  and  free  from  dust,  the  bituminous  binder 
heretofore  specified  shall  be  uniformly  distributed  at  the  approximate  rate  of  1^  gal 
per  sq  yd  of  surface.  It  shall  be  spread  at  the  temperature  hereinbefore  prescribed 
and  in  a  manner  which  will  insure  a  uniform  appearance  to  all  parts  of  the  surface.  If 
the  surface  of  the  road  is  open  and  the  stones  are  not  tightly  keyed  after  rolling  as 
prescribed  above,  the  surface  voids  shall  be  partially  filled  with  chips  before  the  bi- 
tuminous binder  is  applied. 

"  Spreading  First  Course  of  Chips.  After  the  first  course  of  bituminous  binder  has 
been  applied,  the  surface  voids  shall  be  filled  with  chips  which  shall  be  whipped  into  the 
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surface  from  shovels,  the  quantity  being  such  as  will  just  fill  the  surface  voids.  After 
the  chips  have  been  whipped  and  broomed  into  the  surface  and  all  surface  voids  filled, 
the  excess  material  remaining:  on  the  surface  shall  be  swept  off  the  pavement  and  the 
surface  rolled  once  over  with  the  roller. 

"  Spreading  Second  Coat  of  Bituminous  Binder.  After  the  first  course  of  chips 
has  been  spread  and  brushed  into  the  surface  and  rolled  sughtly,  a  second  coat  of  the 
bituminous  binder  shall  be  spread  at  the  approximate  rate  of^gil  per  sq  yd  of 
face.  The  binder  shall  be  applied  hot  and  in  such  manner  as  will  insure  i 
appearance  of  the  surface. 

"  Spreading  Second  Course  of  Chips  or  Torpedo  GtaveL  After  the  second  cost 
of  bituminous  binder  has  been  applied,  there  shall  be  spread  a  thin  course  of  chips  or 
torpedo  gravel  which  shall  be  brushed  into  the  surface.  If  after  these  voids  are  filled, 
there  is  any  excess  of  stone  chips  or  torpedo  gravel  on  the  surface.  It  shall  be  brushed 
to  the  edge  of  the  pavement.  The  surface  shall  then  be  rolled  until  it  is  entirely  free 
from  depressions,  waves,  etc,  the  wheels  being  wet  to  prevent  sticking.  After  the 
surface  has  been  rolled,  it  shall  be  allowed  to  stand  for  at  least  H  day  before  being 
open  to  traffic  After  being  open  to  traffic,  if  during  the  first  80  days  the  bituminous 
binder  exudes  on  any  part  of  the  surface,  such  places  shall  be  covered  with  torpedo 
gravel  or  chips  in  a  sufficient  quantity  to  absorb  the  excess  binder." 

Method  G.  1917  Specifications  of  Oakland,  Cal.  For  sections  covering 
broken  stone,  see  Art.  6;  for  sections  covering  the  asphaltic  oil  employed, 
see  Art.  o. 

"  Wearing  Course.  Upon  the  base  course  shall  be  spread  a  course  of  broken  stone, 
to  be  known  herein  as  the  top  course,  having  a  uniform  depth  of  S  in,  measured  before 
rolling.  This  top  course  shall  then  be  sprinkled  uniformly  with  oil  at  the  rate  of 
H  g*l  per  sq  yd  of  street  surface  covered,  after  which  said  top  course  shall  be  harrowed 
and  again  sprinkled  uniformly  with  oil  at  the  rate  of  H  g*l  P*r  yd  of  surface  covered. 
This  oiled  surface  shall  then  be  thoroly  rolled  until  said  top  course  is  firm  and  uniform, 
screenings  being  spread  in  light  layers  on  said  top  course  during  the  rolling.  After 
the  top  course  has  been  so  prepared,  oil  shall  be  sprinkled  uniformly  over  the  surface 
at  the  rate  of  H  gal  per  sq  yd  of  street  surface  covered.  This  oil  shall  be  permitted 
to  penetrate  into  the  top  course,  after  which  the  roadway  shall  be  screened  and  rolled 
and  swept  until  the  voids  are  filled  and  the  pavement  is  firm  and  uniform.  The  pave- 
ment shall  then  be  treated  with  another  application  of  oil  at  the  rate  of  H  8*1  per  sq  yd, 
then  screened,  rolled  and  swept  until  all  of  the  oil  has  been  absorbed  and  the  surface 
is  uniform  and  firm. 

"  The  Rolling  herein  specified  shall  be  done  with  a  self-propelled  roller  weighing  at 
least  800  lb  per  tin  In  width  of  tread.  In  all  of  the  hereinabove  mentioned  rolling,  the 
sides  of  the  roadway  shall  be  rolled  first,  the  roller  gradually  working  toward  the 
center  of  the  roadway. 

"  Ofl  shall  be  applied  to  the  pavement  under  pressure  of  at  least  80  lb  per  sq  in. 
The  appliance  used  for  said  oiling  shall  be  capable  of  spraying  the  pavement  in  strips 
at  least  8  ft  wide  and  shall,  in  addition  to  being  provided  with  the  necessary  notades 
for  spraying  such  strips,  be  also  provided  with  a  hose,  with  spraying  nocsle  attached 
thereto,  for  the  purpose  of  spraying  portions  of  the  pavement  inacceBsible  to  the 
regular  oiling  device.  All  oil  must  be  delivered  at  the  point  required  for  sprinkling 
at  a  temperature  of  not  leas  than  121°  C  (250°  F).  All  of  the  above-mentioned  oiling 
shall  be  done  while  the  atmospheric  temperature  is  above  18°  C  (65°  F),  or  when 
the  sun  is  shining.  No  oiling  shall  be  permitted  when  the  layer  of  broken  atone  or  the 
screenings  are  in  any  way  wet." 

12.    Construction  Cost  Data 

The  cost  of  bituminous  pavements,  built  by  penetration  methods,  varies 

with  the  amount  and  kind  of  bituminous  material  and  road  metal  used, 

and  the  method  of  construction  employed.     An  average  cost,  using  6  in 

of  compacted  broken  stone  and  a  total  of  2  to  2%  gal  of  bituminous  material 

-"•  yd,  varies  from  25  to  40  cents  per  sq  yd  in  excess  of  the  cost  of 

Sound  broken  stone  roads,  or  from  70  cents  to  $1.25  per  sq  yd. 
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Table  I. — Coat  of  Bituminous  Macadam  Pavements  in  1915  in  Several 

Cities 


From  Engineering  and  Contracting,  April  5,  1916 

City 

Square 
Yards 

Price* 

per 

Square  Yard 

Total 

Thickness 

Inches 

Kind 

of 
Binder 

Bennington,  Vt 

Springfield.  Maw... 
Providence  R.  I. . . 
Oswego.  N.  Y. 

Wf€m  j  -  a m.       -em, 

Cincinnati.  O 

Toledo,  0." 

1280 

177  098 

95  907 

18  012 

15  882 

8920 

5  106 

5  489 

698  264 

8890 

3600 

9  966 

20  900 

15  000 

5  267 

36  860 

$0.70 
0.75 
0.89f 
1.27 
1.58 
1.66 
1.15 
1.40 
1.21f 
1.08f 
1.25 
1.06 
0.90t 
1.20 
1.27 
0.78 

6 
6 

8H 
8 

9H 
9 
10 

10  H 

8>* 

7 

6 

6 
10 

6 

4 

Asphalt 

Tar 

Tar 

Tar 

Asphalt 

Tar 

Tar 

Tar 

Chicago,  IB 

Milwaukee,  Wis. . . 

St.  Paul,  Minn 

Springfield,  Mo 

Covington,  Ky.  •  •  • 
Fort  worth,  Tex. . . 
Riverside,  Cat . 

Asphalt 

Tar 

Tar 

Asphalt 

Asphalt 

Tar 

Asphalt 

Asphalt 

♦Price  covers  pavement,  foundation,  and  grading. 
fDoee  not  include  grading. 

Bituminous  Macadam  Pavement  Cost  Data  by  HI.  Highway  Comm.  (40b).    Length, 
1600  ft;  area,  8600  aq  yd;   thickness,  8  in;  labor,  26  cents  per  hr;  teams,  60  cents 
per  hr;   average  haul,  H  mile;   bi- 
tuminous binder,  2.64  gal  per  aq  Cost  of  Labor  and  Materials 
yd;    constructed,  Sept.  29  to  Nov.  ptf 

2*l»i?i?*  equare 

ffJtwiff**T>/*,tM  Macadam  Pavement  yard 

Constructed    with   Pouring   Cans,  Superintendence  and  inspection $0,077 

Alexandria,  Va.    Cost  Data  com-  Cost  of  stone  and  gravel 0.483 

piled  by  E.  C.  Dunn,  City  Engi-  Cost  of  sand  and  chips 0.086 

near    (28).        For    description    of  Cost  of  bituminous  binder 0.217 

method  of  construction,  see  Art.  9.  Hauling  stone,  gravel  and  chips 0.210 

"The  coat  for  an  average  square  Spreading  stone  and  screenings 0.068 

yard  exclusive  of  grading  was  $1.01  Rolling  and  sprinkling 0.039 

in    1916   and   $1,135  in  1916,  the  Heating  and  applying  bituminous  binder. .  0.060 

difference  being   due  to  increased  Incidental  expense 0.019 

east  of  material  in  1916.    The  de-  

tafla  of  the  average  cost  per  square  Total  cost $1. 195 

yard  in  1916  were  as  follows: 


Concrete  Base 

Materials:  Cents        Cents 

Water 0.25 

Sand  delivered  165  lb  at  */2  cent 8.25 

Cinders,  on  cars,  V7  cu  yd  at  16 */3  cents 2.38 

Cement,  on  cars,  »/l00  bbl  at $1.47 16. 17 

Tools,  etc 1 .00        28.05 

labor: 

On  concrete  and'pladng  50  lb  stone 18.00 

Teams 4.00 

Supervision 0.50        17.60 

Total  coat  of  concrete  base 46. 66 
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Top  Wearing  Surfacb 

Material:  Cents        Cents 

Stone  360  lb  trap  on  cars  at  0.69  cents 24. 15 

Asphalt,  2V£  gal  on  cars  at  8.4  cents 21 .00 

Fuel 0.80 

Tools,  etc 2.00         47.95 

Labor: 

Men 12 .  50 

Teams 6.00 

Supervision 1.50        20.00 

Total  cost  of  top  wearing  surface 67.95 

Total  cost  of  concrete  base  and  wearing  course  per  square  yard,  $1,135. 

Wages:  Foreman,  25  cents  per  hr;  laborers,  17  to  18  cents;  carts,  30  cents,  and 
double  teams,  40  cents  per  hr;  haul,  0.95  mile,  average.  Work  done  by  day  labor, 
City  Engineer's  wages  not  included." 

Bituminous  Gravel  Pavement,  Longview,  Texas.  According  to  Green  (37),  the 
cost  of  constructing  the  bituminous  gravel  pavement  described  in  Art.  9  was  $1.40 
per  sq  yd  complete,  details  being  given  in  Table  II: 

Table  II 


Quantities 

Grading, 
Including 

Rolling, 

1200 

CuYd 

Curb. 

Wood, 

2  by  12  In 

1915 

Lin  Ft 

Foun- 
dations, 
8  In  Loose, 
785 
CuYd 

Top  Coat, 

Gravel, 

404.3 

CuYd 

Asphalt 

3872 

So,  Yd 

Cost: 

I*bor 

$587,180 
0.489 

$141,160 

0.074 

95.080 

0.050 

$434,010 
0.112 

1393.600 
0.360 

$629,080 

0.162 

888.580 

0.280 

$346,960 

Labor,  per  unit. . . 
Material 

0.090 
1111.250 

Material,  per  unit. . . 

*>••••*• 

0.287 

Total 

$587 .130 
0.489 

$236,240 
0.124 

$1827.610 
0.482 

$1517.660 
0.392 

$1458.210 

Total,  per  unit .  .  . 

0.377 

Wages:  Foreman,  $5.50;  engineer,  $5  and  $3.50;  timekeeper,  $3;  water  boy,  $1; 
skilled  labor,  $2.50;  labor,  $1.75;  teams,  $4.  Materials:  Crushed  rock,  $1.50  per 
cu  yd;  gravel  and  sand,  $1.87  per  cu  yd;  asphalt,  $20  per  ton;  lumber,  $10  per  M. 


MAINTENANCE 
13.    Causes  of  Failure 

The  causes  of  failure  of  bituminous  macadam  and  bituminous  gravel 
pavements  may  be  considered  under  the  following  heads,  bituminous 
material  and  methods  of  construction. 

Bituminous  Material.  Unfortunately  many  are  the  instances  where  un- 
suitable bituminous  materials  have  been  employed.  Many  engineers  having 
charge  of  bituminous  work  do  not  appreciate  the  fact  that  different  types 
of  bituminous  materials  have  entirely  different  physical  properties  and 
require  entirely  different  treatment  in  use,  altho  they  may  have  been 
purchased  under  one  and  the  same  specification  '  covering  chemical  and 
physical  properties.  In  some  cases  entirely  unjustifiable  combinations  of 
trials  are  employed.  For  instance,  in  one  case  an  asphalt  of  excellent 
^teristics  was  used   for  the  first  application,   while  for  the  second 
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application  an  asphaltic  oil  having  decidedly  solvent  and  fluxing  properties 
was  employed.  Overheating  of  the  material  has  likewise  proved  the  cause 
of  many  failures,  as  the  properties  of  the  materials  are  sometimes  changed 
and  in  many  cases  the  materials  are  ruined. 

Methods  of  Construction.  Failure  of  the  wearing  course  usually  results  if 
the  foundation  is  poorly  constructed  or  is  inherently  deficient  in  the  strength 
required  to  carry  the  traffic  to  which  the  roadway  is  subjected,  or  if  the 
sub-drainage  is  poor.  Insufficient  rolling  of  the  wearing  course  has  caused 
many  failures.  Others  are  due  to  the  uneven  distribution  of  the  bituminous 
material,  frequently  caused  by  the  improper  use  of  hand-pouring  pots  and 
hand-drawn  distributors.  Many  unsatisfactory  bituminous  macadam  pave- 
ments result  from  the  use  of  the  improper  sizes  of  broken  stone.  The  use 
of  small  sises  of  soft  stone,  which  has  crushed  under  heavy  rolling,  has  re- 
sulted in  a  closed  surface,  thus  preventing  the  necessary  penetration  of  the 
binder.  Failures  due  to  the  rapid  formation  of  fine  cracks  caused  by  the 
rocking  movement  of  the  individual  stones  under  traffic,  finally  resulting  in 
ravelling  and  general  disintegration,  are  of  common  occurrence.  Segrega- 
tion of  sizes  of  stone  preventing  uniform  penetration  results  in  lean  or  weak 
spots  in  some  cases  and  fat  spots  in  others.  In  certain  cases  after  a  rain  the 
construction  has  been  carried  on  before  the  broken  stone  immediately  below 
the  surface  has  dried  out.  Many  of  the  causes  attributed  to  the  failures 
of  bituminous  surfaces  may  likewise  apply  to  bituminous  macadam  and 
bituminous  gravel  pavements. 

Failures  Doe  to  Sobgrade  Conditions  by  Patterson  (42).  "A  penetration  pave- 
ment is  more  susceptible  to  failure  by  reason  of  subgrade  troubles  than  are  many 
other  pavements.  The  reason  for  this  susceptibility  is  explained  in  many  ways,  but 
it  seems  logical  to  attribute  it  to  the  inability  of  the  pavement  to  withstand  upward 
pressure  locally  applied  by  frost  action  and  to  the  unavoidable  large  percentage  of 
voids  which  have  a  weakening  effect.  Penetration  work  gives  the  best  results  when 
laid  over  a  freely  permeable  soil.  Sand  and  gravel  are  ideal  sub-soils.  A  heavy  soil 
of  low  permeability  is  as  a  rule  disastrous  to  penetration  work  in  New  England  lati- 
tudes unless  special  precautions  are  taken.  In  Rhode  Island  state  work,  an  insulating 
layer  of  sand  or  gravel  beneath  the  pavement  is  always  employed  where  the  existing 
aoil  lacks  the  requisite  degree  of  permeability.  A  (ill  of  wall  or  field  stone  is  substituted 
for  the  gravel  or  sand  where  sub-drainage  and  foundations  are  both  required.  Drain- 
age of  certain  soils  is  not  as  a  rule  sufficient  in  penetration  work.  Replacing  of 
undesirable  soils  for  a  depth  of  from  6  in  to  2  ft  below  the  pavement  proper  with 
sand  or  gravel  appears  to  be  the  most  satisfactory  method." 

14.    Methods~of  Maintenance 

General  Considerations.  The  maintenance  of  many  bituminous  macadam 
pavements  requires  covering  spots  with  sand,  gravel,  or  stone  chips,  where 
either  an  uneven  distribution  or  an  uneven  penetration  has  caused  an  excess 
of  bituminous  material  to  exude  on  the  surface.  Places  which  disintegrate 
should  be  cut  out  with  perpendicular  sides  and  refilled  with  either  a  mixed 
aggregate  or  by  building  the  hole  up  with  successive  layers  of  road  metal  and 
bituminous  material,  the  former  method,  however,  giving  the  better  results. 
Light  oils  and  light  tars  should  never  be  used  for  repairing  holes,  as  the 
patches  thus  formed  will  not  be  stable  and  hence  will  soon  be  displaced  by 
traffic.  At  varied  intervals  it  is  economical  to  renew  the  bituminous  sur- 
face on  the  pavement  by  using  from  \i  to  %  gal  per  sq  yd  of  the  proper  type 
of  bituminous  material. 

Continuous  Maintenance  Methods  and  Equipment.  In  considering  th« 
equipment  required  to  accomplish  continuous  maintenance  of  biti 
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macadam  pavements,  the  following  factors  and  principles  are  essentials 
of  economical  and  satisfactory  maintenance. 

1.  Small  failures  of  the  wearing  course,  and  the  wearing  away  of  the 
bituminous  surface  on  comparatively  small  areas  should  be  repaired  im- 
mediately. Otherwise  the  rate  of  disintegration  will  be  materially  increased, 
the  annual  maintenance  charge  will  be  greater  than  necessary,  and  the  sur- 
face will  be  unsatisfactory  to  the  users  of  the  highway. 

2.  Continuous  maintenance  should  be  conducted  so  that  the  highway  may 
be  at  once  opened  to  traffic  without  injury  resulting  to  the  repaired  sections. 
For  the  repair  of  pot-holes,  ruts,  and  other  holes  or  depressions,  this  implies 
the  use  of  bituminous  materials  which  will  set  up  more  quickly  than  those 
which  have  been  used  in  many  cases.  If  practicable,  the  same  type  and 
grade  of  bituminous  binder  should  be  used  as  was  employed  in  the  original 
construction. 

3.  In  order  to  obtain  satisfactory  results,  the  labor  should  be  efficient  and 
should  be  under  the  supervision  of  an  engineer  experienced  in  the  construc- 
tion and  maintenance  of  all  types  of  highways,  and  with  all  kinds  of  bitumi- 
nous materials  used  in  the  area  under  his  jurisdiction. 

4.  The  intimate  relationship  between  the  methods  and  materials  used 
in  construction  and  the  character  of  the  maintenance  is  such  that,  to  ensure 
success,  the  construction  and  maintenance  of  highways  in  a  unit  of  area,  or  a 
certain  mileage,  should  be  under  the  supervision  of  one  engineer. 

To  accomplish  continuous  maintenance  economically  and  efficiently  under 
the  foregoing  conditions,  the  flying  squadron,  operated  under  the  direction 
of  an  engineer  in  charge  of  construction  and  maintenance  of  highways  in  the 
area  covered,  appears  to  be  the  logical  solution.  The  equipment  of  such  a 
squadron  will  naturally  depend  on  local  conditions,  such  as  the  mileage  of 
highways  to  be  maintained,  their  relative  location,  the  types  of  surfaces  and 
pavements,  the  kinds  of  bituminous  materials  used,  the  mileage  under 
guaranty,  etc. 

As  an  example  of  a  definite  problem  in  continuous  maintenance,  take 
a  county  or  a  division  of  a  State  where  a  considerable  mileage  of  bituminous 
surfaces  and  bituminous  pavements  has  been  constructed.  Granted  a  well- 
maintained  system,  the  work  to  be  accomplished  by  a  flying  squadron  would 
consist,  first,  of  routine  repairs,  including  filling  all  holes,  ruts,  and  other  de- 
pressions with  bituminous  concrete,  using  a  type  of  aggregate  and  bituminous 
material  suitable  to  each  case  (see  Sect.  16,  Art.  23),  and  second,  applying 
bituminous  materials  to  all  areas  which  gave  indication  of  being  in  such  con- 
dition that  they  should  be  re-treated  at  once  rather  than  wait  until  the  whole 
surface  required  another  application.  It  will  be  practicable  in  many  cases 
for  the  flying  squadron  to  repaint  guard-rails  and  perform  other  routine  re- 
pair work.  Under  such  conditions,  it  is  believed  that  the  use  of  a  motor 
truck  properly  equipped  will  prove  most  satisfactory. 

The  equipment  to  be  carried  by  the  motor  truck  for  the  special  repair 

work  outlined  should  include  the  following  machinery  and  supplies:  A  stone 

heater  and  mixer;  two  heating  tanks;  a  surface  heater;  a  hand  roller;  small 

barrels  of  bituminous    materials  of  different  types  and  grades;    storage 

boxes  of  small  tools  such  as  brushes,  squeegees,  tampers,  cutters,  pouring 

cans,  irons,  shovels,  picks,  and  hoes;  and  storage  compartments  for  paints 

for  miard-rails,  and  road  metal  of  several  sizes.     Altho  a  storage  capacity  for 

>1  is  called  for  in  this  equipment,  it  should  be  noted  that  only  a  few 

will  be  carried,  because  the  maintenance  work  performed  will  be 

the  repair  of  small  patches.    Usually,  it  will  be  practicable  to 
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reload  a  track  each  day.  The  fixtures  for  the  equipment  described  should 
be  arranged  so  as  to  be  readily  removed,  thus  allowing  the  truck  to  be 
utilized  for  general  hauling  purposes. 

The  equipment  recommended  herein  could  be  carried  by  a  5-ton  truck, 
capable  of  traveling  12  miles  per  hr,  and  having  a  gasoline  storage  capacity 
for  a  run  of  100  miles.  A  clear  body  of  7  by  15  ft  would  be  available  for  the 
installation  of  the  equipment.  The  cost  of  operation  under  normal  condi- 
tions during  an  8-hr  day  would  vary  from  $10  to  $20,  covering  wages  of 
chauffeur,  rent  of  garage,  interest  on  first  cost,  maintenance  charges,  de- 
preciation, insurance,  tires,  gasoline,  oil,  and  grease. 

Conctostoos  on  Suitable  Bituminous  Materials  for  Maintenance  by  Sharpies  (16d). 
"In  building  country  roads,  it  has  bean  the  practice  in  many  caws  to  construct  a  tar- 
bound  macadam  road,  and  coat  it  with  one  of  the  heavy  asphaltic  oils  or  light  asphalts 
put  on  hot.  This  practice  has  given  excellent  results  in  many  cases,  and  has  been  es- 
tablished as  a  standard  specification  in  some  states,  notably  in  Connecticut.  Some 
very  good  work  has  been  done  in  this  way.  In  carrying  out  work  under  a  specification 
of  this  kind,  it  is  very  important  that  the  grade  of  oil  or  oil-asphalt  be  so  heavy  that  it 
will  not  penetrate  the  tar-bound  macadam,  but  will  stay  on  top  as  a  blanket  layer. 
An  oil  light  enough  to  penetrate  the  tar-bound  road  is  sure  to  give  bad  results.  The 
spraliw  knows  of  a  number  of  roads  of  this  type,  which  were  well  built  and  then  treated 
with  a  light  oil,  while  still  presenting  a  porous  top.  They  disintegrated  completely 
within  a  year  when  subjected  to  heavy  horse-drawn  traffic,  altho  neighboring  sections 
adfcled  with  tar  products  remained  in  good  condition.  If,  however,  a  proper  grade  of 
asphaltic  oil  is  used,  this  disintegration  will  not  occur. 

"  Under  city  or  town  traffic  conditions,  the  tendency  of  an  oil-asphalt  top  over  a  tar- 
bound  macadam  is  to  mush  up  and  become  soft  under  horse-drawn  traffic  in  wet 
weather,  due  to  the  emulsifying  effect  of  the  water  and  organic  material  which  collects 
on  the  asphalt  top.  When  these  conditions  are  to  be  provided  for  it  is  important,  so 
far  as  present  experience  indicates,  to  use  only  tar  seal  coats  on  top  of  the  tar-bound 
macadam  The  refined  tars  used  for  the  seal  coats  are  preferably  somewhat  softer 
than  the  tar  used  in  the  tar-bound  macadam,  but  the  subsequent  treatment  and  care 
of  the  road  modifies  somewhat  the  character  of  the  seal  coat  required.  For  main- 
tenance within  city  and  town  limits,  where  the  horse-drawn  traffic  is  considerable,  it 
has  been  found  that  a  specially  prepared  tar,  which  can  be  applied  cold,  gives  much 
better  results  than  the  heavier  tar  materials  put  on  hot. 

"Consider  the  light  dust-laying  oils  and  their  effect  on  tar-bound  macadam.  It  is  a 
problem  which  affects  city  and  town  conditions.  In  country  practice,  the  conditions 
do  not  arise  where  an  oil  of  this  type  is  necessary.  On  city  and  town  streets,  a  trouble- 
some dust  often  collects,  which  the  ordinary  seal  coat  of  tar  or  heavy  asphalt  does  not 
keep  down.  In  applying  a  light  oil  over  a  tar-bound  macadam  to  keep  down  this 
superficial  dust,  it  is  cwstntlnl  to  comply  with  certain  conditions  if  the  tar-bound 
macadam  is  not  to  be  ruined.  It  is  the  utmost  folly  to  put  a  light  oil  on  a  tar-bound 
macadam;  if  there  is  the  least  chance  for  the  oil  to  penetrate  the  macadam,  the  results 
are  sure  to  be  disastrous.  The  tar-bound  macadam  will  be  disintegrated.  A  light  oil 
has  two  effects  on  the  tar-bound  macadam.  It  has  a  chemical  effect  on  the  tar  which 
causes  its  disintegration  and  makes  it  lose  its  binding  force.  It  also  has  a  physical 
effect  on  the  macadam  structure.  The  oil  is  a  lubricant;  and  if  there  is  any  stone  loose 
enough  to  move  in  the  tar  macadam,  the  light  oil  accelerates  the  movement,  and  a  hole 
is  sure  to  develop.  This  dual  action  of  the  light  oil  can  be  observed  in  many  large 
cities  at  the  present  time,  and  many  streets  may  be  seen  which  have  been  built  with  tar- 
bound  macadam,  the  life  of  which  has  been  gradually  shortened  by  the  use  of  light  oil. 
The  effects  of  the  light  oil  can  be  minimized  if  the  tar-bound  macadam  is  thoroly  sealed, 
either  thru  an  excess  of  bituminous  material  in  the  first  place,  or  by  subsequent  ap- 
plications of  refined  tar.  Certain  precautions  must  be  taken  also  in  applying  the  oil. 
An  excess  of  oil  should  never  be  used,  and  it  should  be  applied  to  the  surface  only  in 
sufficient  quantity  to  take  up  the  loose  dust  which  is  found  there.  A  very  small  frac- 
tion of  a  gallon  is  sufficient.  If  more  than  this  is  applied,  the  oil  gradually  sinks  into 
the  tar-bound  macadam  and  in  the  end  will  rot  it." 

Comm.  Practice,  as  described  by   Dean  (16d).     "If  slight 
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siorife  or  small  hole*  occur,  they  are  usually  due  to  Imperfections  in  construction  and 
may  be  repaired  by  painting  with  bituminous  material  and  filling  with  chips  or  pea 
stone,  or  they  may  be  filled  with  bituminous  coated  stone,  and  tamped  or  rolled. 
Traffic  and  climate  govern  the  demands  for  more  extensive  maintenance.  With 
moderate  traffic,  perfection  of  surface  is  maintained  by  spraying  the  surface  about 
once  in  2  years  with  a  lighter  grade  of  tar  or  asphalt.  The  process  consists  in  sweep- 
ing thoroly  the  surface,  spraying  at  the  rate  of  about  \i  to  H  8*1  P*r  *H  yd*  and  cover- 
ing with  pea  stone.  If  the  surface  becomes  worn  too  much  for  such  treatment,  it 
may  be  restored  by  lightly  scarifying,  smoothing  by  rakes  or  harrow,  *«Mw»g  more 
stone  and  rolling  it  into  place,  and  then  following  the  methods  used  for  new  construc- 
tion. This  last  method  of  resurfacing,  provided  the  road  foundation  was  originally 
properly  constructed,  may  be  subsequently  repeated  as  often  as  necessary,  thereby 
utilizing  the  permanent  base  and  first  course  and  maintaining  a  semi-permanent 
surface  good  for  any  except  extremely  heavy  vehicles." 

Penn.  State  Highway  Dept  Practice  by  Biles  (19),  giving  reasons  for,  and  methods 
of  repairing. 

"  1.  A  section  of  road  where  the  surface  is  composed  of  spots  of  excess  bituminous 
material  and  bare  or  lean  areas  where  the  binder  is  lacking  in  quantity,  which  condition 
results  in  a  short  time  in  a  raveling  or  breaking  up  of  the  road  surface.  This  condition 
is  usually  caused  by  improper  distribution  or  by  incorporating  the  bituminous  material 
when  the  stone  Is  not  thoroly  dry.  The  first  case,  if  taken  in  time,  can  be  repaired  by 
sealing  the  dry  or  lean  spots  in  the  surface  with  a  light,  heated  application  of  bitumi- 
nous cement  of  the  binder  grade,  or  the  cold  bituminous  surface  treatment  materials  in 
quantities  ranging  from  0.1  to  0.3  gal  per  sq  yd  of  surface,  covered  with  chips  or  pea 
gravel,  using  between  15  and  20  lb  per  sq  yd.  Unless  the  surface  is  worn  badly,  repairs 
of  this  character  will  even  up  the  surface  to  a  true  cross-section,  giving  added  life  to  the 
pavement. 

"2.  A  rough  surface  is  presented  where  the  stone  is  loosened  or  raveled,  the  binder 
showing  rapid  deterioration,  generally  causing  a  series  of  pot-holes.  This  may  be 
occasioned  by  improper  or  overheated  bituminous  material,  unsatisfactory  aggregate  or 
faulty  sub-drainage.  The  second  condition  calls  for  heroic  treatment,  if  of  any  great 
extent,  and  a  complete  scarifying  and  harrowing  of  the  surface  becomes  necessary. 
All  disintegrated  material  must  be  removed  and  sufficient  new  stone  added  to  give  the 
required  depth  before  the  surface  can  be  repenetrated  and  sealed  as  in  the  original 
construction.  If,  however,  the  affected  portions  are  only  occasional  and  do  not  rep- 
resent the  greater  area,  they  may  be  cut  out,  cleaned  thoroly  and  filled  with  new  stone, 
making  due  allowance  for  compression,  then  penetrated,  etc,  in  the  manner  herein- 
before mentioned.  If  drainage  conditions  are  responsible  for  the  failure  they  must  be 
corrected  before  any  surface  repairs  are  taken  up. 

"3.  At  times  there  is  apparently  a  lifeless  surface  in  so  far  as  the  bitumen  is  con- 
cerned, but  upon  further  examination  it  is  found  to  contain  bituminous  binder  with 
considerable  life  a  slight  depth  below  the  surface.  'This  condition  is  due  in  many  cases 
to  an  insufficiency  of  bituminous  material.  The  condition  described  in  the  third  example 
may  be  treated  in  two  ways.  The  most  economical  so  far  as  first  cost  is  concerned 
would  be  to  give  the  pavement  a  treatment,  in  sufficient  quantity  to  fill  the  surface 
voids,  with  a  material  that  will  penetrate  and  enliven  the  old  material,  followed  by  a 
covering  of  good,  hard  stone  chips,  using  about  20  lb  per  sq  yd.  The  alternative  would 
be  to  scarify  and  harrow  the  whole  surface,  supplying  additional  new  stone  in  quan- 
tities as  the  rolling  would  indicate  to  be  required  to  give  the  proper  cross-section,  and 
penetrating  the  surface  with  a  bituminous  binder,  sealing  again  as  in  the  original  con- 
struction. In  the  latter  method,  the  surface  must  first  be  thoroly  cleaned,  and  in 
scarifying  and  harrowing,  the  remaining  bituminous  material  in  the  road  must  be  dis- 
tributed as  evenly  as  possible.  If  the  material  found  in  the  pavement,  however,  does 
not  possess  life,  this  method  is  a  hazard. 

"4.  A  pavement  may  present  a  wavy  and  uneven  appearance  and  tfifs  is  usually  due 

to  an  excess  of  bituminous  material  or  is  caused  by  the  bituminous  material  being  too 

soft  to  withstand  the  action  of  traffic.     In  the  wavy,  corrugated  surface,  where  there  is 

*~j  an  excess  of  bituminous  material,  it  is  generally  more  economical  and  satis- 

'arify  and  reshape  the  surface,  adding  new  stone  in  order  to  take  up  the 

m,  and  again  sealing  the  surface.     This  same  method  should  be  followed 

ave  been  caused  by  the  bituminous  material  being  too  soft,  only  perhaps 
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mora  stone  would  be  required  in  the  reconstruction  and  it  would  be  essential  to  in- 
corporate a  harder  bituminous  binder  than  was  used  in  the  original  construction. 
Occasional  waves  in  the  surface  may  be  taken  out  in  the  due  course  of  ordinary  re- 
pain  by  cutting  off  the  high  places  and  resealing,  if  the  conditions  are  very  pronounced 
or  by  cutting  out  the  depressions  and  replacing  with  new  material. 

"5.  There  are  surfaces  which  consist  of  ridges  of  material  which  are  the  result  of 
irregular  or  improper  pouring;  in  most  cases,  careless  hand  pouring.  A  surface  of  this 
kind  suffers  quickly  from  the  impact  of  traffic  and  the  attack  of  the  elements,  and  early 
disintegration  is  the  result.  A  surface  full  of  ridges  due  to  improper  pouring,  if  not  too 
pronounced,  may  be  evened  up  by  painting  between  the  ridges  with  bituminous  cement 
and  covering  with  stone  chips  or  gravel.  This  method  may  be  continued  from  time  to 
time  until  the  surface  is  entirely  evened  up.  This  condition  may  also  be  corrected  by 
scarifying:  the  surface  with  the  object  of  obtaining  a  more  uniform  distribution  of  the 
old  bituminous  material  and,  after  rolling  to  the  proper  shape,  by  applying  a  surface 
treatment  of  a  cold  bituminous  material  that  will  enliven  the  existing  material  and  seal 
the  surface.  This  treatment  is  covered  with  stone  chips  in  the  manner  prescribed  for 
regular  bituminous  surface  treatment  work. 

"6.  The  case  of  a  fairly  well-shaped,  uniform  surface  becoming  porous.  This  condi- 
tion is  true  of  all  bituminous  highways  in  time,  as  it  represents  the  beginning  of  the 
deterioration  of  the  bituminous  material.  In  the  last  case  there  is  a  properly  con- 
structed bituminous  penetration  pavement,  but  the  bituminous  material  is  starting  to 
deteriorate.  This  can  be  enlivened  or  revived  by  cleaning  the  surface  and  applying  a 
seal  coat  of  material  in  quantities  depending  upon  the  degree  of  disintegration.  Cau- 
tion should  be  exercised  to  avoid  applying  an  excess  amount,  which  results  in  a  slippery 
condition  and  is  very  objectionable  to  horse-drawn  traffic.  Generally  0.1  to  0.2  gal  is 
used  and  brushed  into  the  surface  with  hand  brooms.  The  surface  is  then  covered  with 
chips  or  gravel  approximating  20  lb  per  sq  yd.  In  the  use  of  certain  slow  drying  cold 
bituminous  materials  it  will  be  observed  that  the  new  material  softens  up  the  old 
bitumen  somewhat,  giving  the  appearance  at  first  of  an  excess  application,  and,  having 
a  hard  surface  underneath,  the  road  becomes  quite  slippery,  but  this  condition  obtains 
for  only  a  short  period  of  time.  To  insure  the  best  results,  one-half  of  the  road  should 
be  treated  at  a  time  in  order  that  the  traffic  may  use  the  other  portion  while  the 
bituminous  material  is  setting  up.  This  method  has  become  quite  effective  and  results 
in  Increased  Hf e  to  the  pavement. 

"  In  the  repair  of  breaks,  depressions  and  local  defects,  which  may  occur  under  any 
one  of  the  general  conditions  previously  outlined,  it  is  more  satisfactory  to  use  hot 
bituminous  binders,  and  if  replacements  are  necessary  they  can  be  made  after  the  fash- 
ion of  the  original  construction.  This  work  can  be  done  very  efficiently  in  this  manner 
with  little  equipment  and  the  average  class  of  labor.  There  are  a  number  of  instances 
where  cold  bituminous  compounds  can  and  are  being  used  successfully  in  certain  seasons 
of  the  year  on  pavements  of  this  kind,  but  in  cold  weather  there  is  usually  difficulty 
with  some  of  this  material,  owing  to  its  composition.  As  an  example,  the  emulsified 
products  break  down  or  separate  and  their  adhesiveness  is  destroyed  at  low  tempera- 
tures. Materials  that  are  cut-back  with  natural  solvents  can  be  used  later  and  give 
very  good  results.  The  mixtures  can  be  prepared  at  some  point,  not  exposed  to  the 
weather,  but  convenient  to  the  work,  hauled  to  the  site  of  the  repairs,  and  deposited. 
This  is  an  effective  method  in  case  of  emergency." 

N.  T.  State  Highway  Comm.  Practice  by  Sturdevant  (16d).  "In  order  to  keep 
the  surface  of  a  road  in  smooth,  proper  condition,  it  should  be  under  constant  sur- 
veillance, and  receive  constant  attention.  As  the  surface  becomes  worn  in  places,  and 
holes  and  ruts  develop,  they  should  be  repaired  at  once,  for  if  neglected  they  rapidly 
extend  in  size  and  depth  under  the  action  of  each  traveling  vehicle.  On  bituminous 
surfaces,  the  best  results  are  obtained,  if  the  asphaltic  materials  are  first  mixed  with 
stone,  gravel,  or  other  suitable  ingredients.  This  mixing  can  be  done  at  any  time,  and 
in  sufficient  quantities  to  last  for  several  months,  for  the  weather  will  not  cause  the 
mixed  material  to  deteriorate.  The  writer  has  used  material  which  had  been  mixed 
during  the  previous  summer  and  piled  by  the  roadside,  and  has  obtained  as  good  results 
as  with  fresh  materials.  In  all  patching  work,  the  first  requisite  is  to  see  that  the 
surface  to  be  repaired  is  well  cleaned  before  new  material  is  placed;  also,  in  repairing 
holes  and  ruts,  care  must  be  taken  not  to  use  too  much  asphaltic  material,  and  if  ia  well 
not  to  have  the  new  patch  flush  with  the  surface,  for,  under  the  action  of  the 
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asphalt,  whether  light  or  heavy,  will  come  to  the  surface.  Then  the  patch  will  become 
sticky  and  is  likely  to  be  pulled  off  by  heavy  slow-going  vehicles.  To  prevent  this, 
more  stone  and  fine  material  must  be  used  as  covering,  and  if  too  much  was  used  orig- 
inally, a  hump  will  develop  which  is  as  disagreeable  as  the  original  rut  or  hole.  This  is 
not  as  likely  to  occur  when  the  material  has  been  mixed  before  placing,  as  when  the 
asphalt  is  placed  first  and  then  covered." 

Maintenance  Cost  Data  in  Portland,  Me.,  by  Hunt  (39).  The  data  given  m  the 
following  table  pertains  to  a  section  of  bituminous  macadam  2879  ft  in  length,  located 
on  Danforth  and  Vaughan  Sts.,  between  St.  John  and  Bowdoin  Sts.,  constructed  in 
1908  at  a  cost  of  $1.13  per  sq  yd. 


4 


Date 

1908 

1909 

Repairs 
f  90.00 

Surface 
Treatment 

•  •  •   •  *  ■ 

306.88 
246.04 
157.77 
96.96 
100.68 
126.90 

Bibliography 
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Main- 
tenance 

$  90.00 
600.00 
315.54 
230.16 
192.72 
198.71 
187.77 
106.72 

tenance 
perSq  Yd 

SO.  01 04 

1910 

1911 

.    .              298.12 
69.50 

0.0691 
0.0868 

1912 

1918 

1914 

1915 

1916 

72.88 

95.76 

98.18 
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105.72 
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0.0122 
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GENERAL  DATA 
1.    Definitions,  Classification  and  Patent  Litigation 

Definition  Adopted  by  Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc.  C.  B. 

(I7e).  *'  A  bituminous  concrete  is  one  composed  of  broken  stone,  broken 
slag,  gravel  or  shell,  with  or  without  sand,  Portland  cement,  fine  inert 
material  or  combinations  thereof,  and  a  bituminous  cement  incorporated 
together  by  a  mixing  method."  For  an  account  of  the  derivation  of  the 
terms,  bituminous  macadam  and  bituminous  concrete,  see  Sect.  15,  Art.  1. 
Classification.  Bituminous  concrete  pavements  may  generally  be 
grouped  in  three  classes.  The  Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc. 
C.  E.  (17e),  has  defined  the  essential  characteristics  of  the  three  classes 
as  follows": 
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,  "  Class  A.     A  bituminous  concrete  pavement  having  a  mineral  aggregate 
composed  of  one  product  of  a  crushing  or  screening  plant. 

"  Class  B.  A  bituminous  concrete  pavement  having  a  mineral  ag- 
gregate composed  of  a  certain  number  of  parts  by  weight  or  volume  of 
one  product  of  a  crushing  or  screening  plant,  and  a  certain  number  of  parts 
by  weight  or  volume  of  sand,  broken  stone  screenings  or  similar  material, 
with  or  without  a  filler. 

"  Class  C.  A  bituminous  concrete  pavement  having  a  predetermined 
mechanically  graded  aggregate  composed  of  broken  stone,  broken  slag, 
gravel  or  shell,  with  or  without  sand,  Portland  cement,  fine  inert  material 
or  combinations  thereof." 

Patent  litigation.  In  connection  with  the  design  or  selection  of  a  suit- 
able type  of  bituminous  concrete  pavement,  it  is  at  present  (1918)  necessary 
to  consider  the  possibility  of  an  infringement  suit  being  brought  by  one  of 
the  patentees  of  proprietary  pavements.  Highway  engineers  and  con- 
tractors are  primarily  interested  in  the  types  of  bituminous  concrete  pave- 
ments which  may  be  constructed  without  danger  of  litigation  rather  than  a 
voluminous  discussion  of  the  probabilities  of  successfully  defending  infringe- 
ment suits. 

Class  A.  There  is  ample  evidence  at  hand  that  bituminous  concrete 
pavements  of  Class  A  may  be  constructed  without  danger  of  litigation 
proceedings.  ' 

Class  B.  The  history  of  litigation  cases  indicates  that  the  construction 
of  unpatented  bituminous  concrete  pavements  of  Class  B  on  a  large  scale 
will,  in  all  probability,  lead  to  an  infringement  suit. 

Class  C.  With  the  exception  of  the  class  of  bituminous  concrete  pave- 
ments having  mineral  aggregates  similar  to  that  covered  by  the  Topeka 
decree,  the  extensive  use  of  unpatented  bituminous  concrete  pavements 
of  Class  C  will  usually  lead  to  litigation  proceedings. 

Prior  Art.  For  examples  of  early  literature  pertaining  to  mineral  ag- 
gregates of  the  several  classes  of  bituminous  concrete  pavements,  see  Art.  2. 

Patented  Pavements.  For  descriptions  of  the  mineral  aggregates 
of  patented  bituminous  concrete  pavements,  see  Arts.  6  and  7;  for  methods 
of  manufacture  and  construction,  see  Arts.  14  and  16;  and  for  specifications, 
see  Arts.  15  and  17. 

Liability  for  Infringement  of  Patents.  If  a  state,  county  or  mu- 
nicipal department  uses  a  specification  for  a  non-proprietary  bituminous 
concrete  pavement  of  Class  B  or  C,  it  generally  should  assume  responsibility 
in  case  a  suit  for  infringement  is  brought  by  a  patentee.  The  practice  of 
requiring  the  contractor  to  indemnify  the  party  of  the  first  part  should  not 
be  followed,  except  in  cases  when  specifications  are  used  which  have  been 
advocated  or  drawn  up  by  a  producing  company  or  a  contractor.  In  the 
cases  of  the  exceptions  noted,  the  use  of  the  following  clause,  or  one  similar 
thereto,  in  specifications  is  justifiable. 

"The  contractor  ■hall  indemnify  and  save  harmless  the  city  against  all  claims  for 
any  Infringement  of  patents  or  royalty  due  on  same  on  account  of  any  methods  or 
combinations  of  materials  used  on  the  herein  specified  work,  or  for  use  of  any  took, 
machinery,  appliances,  devices,  or  materials  used  in  the  construction  and  completion 
of  the  work,  and  hereby  agrees  that  the  Director  of  Public  Service  may  retain  out 
of  the  moneys  which  may  be  due  or  become  due  said  contractor  under  this  contract 
a  sum  of  money  sufficient  to  cover  all  claims  for  damages  or  royalty  as  above  men- 
tioned, and  to  retain  the  same  until  the  said  claims  are  paid  or  satisfactorily  adjusted." 

N.  Y.  State  Highway  Comm.  Method  of  Contracting  for  Patented  Pavements  as 
contained  in  its  specifications  for  Bitulithic  pavement. 
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"Warren  Brothers,  owners  of  the  patents  used  in  the  construction  of  Bitulithic 
Pavement,  have  filed  with  the  State  Commission  of  Highways  a  properly  executed 
binding  agreement  to  furnish  any  contractor  desiring  to  bid  for  the  work  all  the  necessary 
surface  material  mixed  and  ready  for  use,  and  bituminous  flush  coating  cement  neces- 
sary for  coating  the  wearing  surface,  delivered  on  wagons  of  the  contractor  at  the  mixing 
plant,  which  will  be  located  within  3  miles  of  the  point  of  use,  at  a  stipulated  price  per 
square  yard  for  each  contract.  Such  price  for  Bitulithic  pavement  mixture  and  flush 
coating  composition  will  include  a  license  to  use  all  the  patents  required  in  the.  con- 
sanction  of  the  pavement  as  herein  specified.  The  filing  of  a  bid  under  these  specifi- 
catkma  will  be  construed  as  an  acceptance  of  the  terms  of  the  license  agreement  filed 
by  the  Warren  Brothers  Co.,  at  the  price  in  said  agreement,  which  is  on  file  with  the 
Secretary  of  the  Commission/' 

Indemnity  Bond  for  Patented  Pavements  by  Warren  (71e).  "It  is  a  common  and 
good  precautionary  custom  of  municipalities  in  cases  where  advance  arrangements 
have  not  been  made  for  use  of  the  patent  to  stipulate  in  the  contract  and  contractor's 
bond  that  the  contractor  and  surety  shall  indemnify  the  municipality  against  loss 
by  reason  of  the  infringement  of  patents  involved  in  the  construction.  Such  bonds 
should  be  in  a  sum  sufficient  to  cover  the  probable  royalty,  the  amount  of  which  actually 
depends  on  the  size  of  contract  and  in  addition  thereto  at  least  $50  000,  regardlesslof  the 
size  of  the  contract,  in  order  to  safely  cover  the  cost  of  defending  litigation  and  the 
taxable  costs  in  case  the  final  decision  is  in  favor  of  the  patentee  if  litigation  is  brought 
by  the  patentee  against  the  municipality  as  an  infringing  user." 

2.    Historical  Development 

The  first  bituminous  concrete  pavement  was  probably  constructed 
about  1840  in  Nottingham,  England,  while  in  the  United  States  the  first 
construction  of  this  type  of  pavement  was  at  Knoxville,  Tenn.,  in  1866. 
From  1870  to  1875  there  were  about  70  000  sq  yd  of  bituminous  concrete 
pavements  laid  in  Washington,  D.  C.f  see  (23a).  From  1888  to  1893 
many  yards  of  coal-tar  distillate  pavements  were  laid  in  Washington  because 
Congress  had  prohibited  the  use  of  sheet-asphalt  pavements  in  the  District 
of  Columbia.  From  1880  to  1891  several  sections  of  bituminous  concrete 
pavements,  using  coal  tar  as  the  bituminous  cement,  were  laid  in  Ontario, 
Can.,  see  (47).  Another  early  bituminous  concrete  pavement  was  built 
in  Concord,  N.  H.,  and  is  still  in  use  to-day.  During  the  closing  period 
of  the  nineteenth  century  attention  was  directed  in  England  to  the  details 
of  construction  of  bituminous  concrete  pavements  for  use  on  highways 
outside  of  built-up  districts.  In  the  United  States  at  the  opening  of  the 
twentieth  century,  Fred  J.  Warren  urged  the  use  of  bituminous  con- 
crete as  a  pavement  for  streets  in  competition  with  sheet-asphalt, 
wood  block,  and  brick  pavements.  Based  on  experimental  work  begun  in 
1906,  Rhode  Island  in  1909  was  the  first  state  to  adopt  the  bituminous  con- 
crete pavement  as  a  standard  type  of  construction  for  use  on  state  highways. 
Since  1910  there  has  been  a  rapidly  growing  appreciation  of  the  inherent 
value  of  the  many  different  types  of  bituminous  concrete  pavements  for  use 
on  roads  and  streets.  Instances  of  development  in  this  field  of  construction 
will  be  cited  later,  in  connection  with  each  class  of  bituminous  concrete 
pavement. 

Class  A.  Pavements  of  this  type  have  been  constructed  of  one  or  more 
courses  of  bituminous  coated  metal  with  and  without  seal  coats  of  bitumi- 
nous materials.  During  the  period  from  1869  to  1875  many  patents  were 
granted  by  the  United  States  Government  covering  bituminous  concrete 
of  this  type. 

Patent  No.  114  172,  granted  to  F.  E.  Mathews  in  1871,  contains  the 
following  description  of  a  two-layer  bituminous  concrete  pavement: 
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44  When  laid  on  an  ordinary  foundation  the  concrete  should  be  laid  in 
2  layers  or  coats  and  should  be  from  6  to  8  in  thick  when  finished. 

"  For  the  first  layer  the  stone  used  in  making  the  concrete  may  be  such 
as  would  pass  thru  a  screen  having  a  3-in  mesh;  about  6  measures  of  the 
stone  should  be  mixed  with  1  measure  of  the  asphalt  mixture  and  this  layer 
should  be  about  4  in  thick. 

"  For  the  second  layer  or  coat  the  stone  should  pass  thru  a  screen  having 
a  13^-in  mesh,  and  be  mixed  with  the  asphalt  mixture  in  the  proportion 
of  about  4  parts  of  the  former  to  1  part  of  the  latter,  and  the  second  layer 
should  be  from  2  to  3  in  thick. 

"  Fine  sand  or  any  suitable  fine  hard  substance  may  be  sprinkled  over 
the  last  coat  just  before  or  after  rolling,  to  give  the  pavement  a  smooth 
compact  surface." 

Many  descriptions  of  old  pavements  of  this  type  may  be  found  in  technical 
literature.  As  an  illustration  may  be  cited  the  following  specifications  used 
in  England  in  the  latter  part  of  the  nineteenth  century:  "  The  hot  stone, 
when  ready  for  mixing,  is  screened  into  material  of  3  sizes,  1  to  2  in  for  the 
body,  %  to  1  in  for  the  intermediate  coat,  and  H  to  %  in  for  the  top  dressing. 
The  coarsest  material  is  used  in  a"  layer  3  to  4  in  thick,  the  intermediate 
size  forms  a  coat  of  about  %  in,  and  the  top  dressing  is  used  in  the  thinnest 
layer  possible,  with  a  view  to  filling  all  interstices.  Afterward  a  dressing  of 
\i-\n  and  smaller  granite  screenings  is  scattered  broadcast,  and  the  traffic 
at  once  allowed  on  the  road  to  work  this  top  dressing  into  the  tarred  ma- 
terial.    Each  of  the  layers  is  rolled  separately  with  a  10-ton  roller." 

Class  B.  This  type  has  been  described  many  times  in  early  technical 
literature.  For  example,  the  following  description  was  published  prior 
to  1885:  "  The  manner  of  preparing,  treating,  and  laying  the  asphalt  mass 
is  as  follows:  He  took  asphalt,  125  parts;  petroleum-oil,  25  parts.  These 
substances  were  melted  and  thoroly  incorporated  together,  and  to  this 
mixture  he  added,  in  a  heated  state,  sand  or  powdered  stone,  750,  parts,  and 
gravel  or  broken  stone,  also  heated,  1100  parts.  The  whole  was  then 
thoroly  mixed." 

U.  S.  O.  P.  R.  Report  on  Tar  Concrete  Pavement  Laid  in  1*7*  on  Highland  Terrace, 
Washington,  D.  C;  date  of  report,  Nov.  16,  1909.  "This  sample  was  taken  from  a 
section  of  about  2  sq  f t  cut  from  the  old  pavement  on  Highland  Terrace,  which  was 
laid  in  1875.  The  section  was  cut  under  the  supervision  of  Hubbard  and  Reeve  from 
midway  between  the  center  and  gutter  on  the  south  aide  of  the  street  near  the  middle 
of  the  square  and  a  little  to  the  right  of  the  German  Embassy  when  facing  it.  The 
general  appearance  shows  it  to  consist  of  a  dense  aggregate  of  crushed  rock  and  fine 
sand,  thoroly  impregnated  and  bound  together  with  a  bituminous  cement.  The  sur- 
face consisted  of  a  cushion  layer  of  somewhat  finer  material  than  the  body  of  the 
pavement,  approximately  J^-in  thick,  but  the  presence  of  coarse  stones  was  notice- 
able thruout  the  surface.  This  layer  was  so  well  incorporated  with  the  body  of  the 
pavement  that  it  could  not  be  separated,  and  the  determinations  were  made  upon 
about  2800  g  of  recovered  mineral  matter.  Sand  was  not  noticeable  in  any  of  the 
portions  above  30-mesh,  but  was  present  to  a  considerable  extent  in  the  fine  portions. 

Bitumen  in  pavement 6.2% 

Mineral  aggregate 

Stone  retained  on    8-mesh  sieve 82.8% 

Stone  retained  on    1-ln  screen 1 . 6% 

Stone  retained  on  fX-in  screen 6.1% 

Stone  retained  on  >a-in  screen 35 . 7% 

Stone  retained  on  J^-in  screen 41 . 6% 

Stone  passing         ^-in  screen  ..* 15. 0% 

100.0% 
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Stone  and  sand  passing  8-mesh  sieve 17.2% 

Retained  on    10-mesh  sieve 16.0% 

Retained  on    20-mesh  sieve 19 . 6% 

Retained  on    30-mesh  sieve 12.0% 

Retained  on   40-mesh  sieve 16.5% 

Retained  on    50-mesh  sieve 5 . 0% 

Retained  on    80-mesh  sieve 10. 5% 

Retained  on  100-meeh  sieve 8.5% 

Retained  on  200-mesh  sieve 6.0% 

Passing         200-mesh  sieve 11.0% 

100.0% 
Voids  In  mineral  aggregate 18.5% 

Retained  on    K-in  screen 70.3% 

Retained  on  100-mesh  sieve 26. 7% 

Retained  on  200-mesh  sieve 1.0% 

Passing         200-mesh  sieve ' 2.0% 

100.0% 

Specifications  for  Washington,  D.  C.  Coal  Tar  Distillate  Pavement,  as  laid  in 
1887  (27d). 

"The  base  will  be  composed  of  clean,  broken  stone  that  will  pass  thru  a  8-in  ring, 
well  rammed  and  rolled  with  a  steam  roller  to  a  depth  of  4  in,  and  thoroly  coated  with 
hot  paving;  cement  composed  of  No.  4  coal  tar  distillate  in  the  proportion  of  about  1  gal 
to  1  sq  yd  of  pavement. 

"The  second  or  binder  course  will  be  composed  of  clean,  broken  stone,  thoroly 
screened,  not  exceeding  1>^  in  in  the  largest  dimension,  and  No.  4  coal  tar  distillate. 
The  stone  will  be  heated  by  passing  thru  revolving  heaters,  and  thoroly  mixed  by 
machinery  with  the  distillate  in  the  proportion  of  1  gal  of  distillate  to  1  cu  ft  of  stone. 
The  binder  will  be  hauled  to  the  work,  spread  upon  the  base  course  at  least  2  in  thick, 
and  immediately  rammed  and  rolled  with  hand  and  heavy  steam  rollers  while  in  a  hot' 
and  plastic  condition. 

"The  wearing  surface  will  be  1><j  in  thick  when  compacted,  made  of  paving  cement, 
composed  of  25%  of  asphalt  and  75%  of  coal  tar  distillate,  mixed  with  other  materials, 
at  follows:  Clean,  sharp  sand  will  be  mixed  with  pulverized  stone  of  such  dimensions 
as  to  pass  thru  a  H-in  screen,  in  the  proportion  of  2  to  1.  To  21  cu  ft  of  the  above- 
named  mixture  will  be  added  1  peck  of  dry  hydraulic  cement,  1  quart  of  flour  of  sulphur, 
sad  2  quarts  of  air-slaked  lime.  To  this  mixture  will  be  added  320  lb  of  paving  cement 
to  compose  the  wearing  surface. 

"The  material  will  be  heated  to  about  121°  C  (250°  F);  the  paving  cement  in  kettles, 
the  sand,  stone,  etc,  in  revolving  heaters.  They  will  be  thoroly  mixed  by  approved 
machinery*  and  the  mixture  carried  upon  the  work,  where  it  will  be  spread  upon  the 
binder  course  2  in  thick  with  hot  iron  rakes  and  other  suitable  appliances  and  imme- 
diately compacted  with  tamping  irons,  hand  and  steam  rollers,  while  in  a  hot  and 
plastic  state.  The  surface  will  be  finished  with  a  dusting  of  dry  hydraulic  cement 
rolled  in.  The  pavement  so  constructed  must  be  a  solid  mass  6  in  thick,  and  will  be 
thoroly  rolled  and  cross-rolled  until  it  has  become  hard  and  solid." 

Pavements  of  Class  B  have  been  used  in  several  municipalities  since 
1900.  For  example,  in  Washington,  D.  C,  bituminous  concrete  pavements 
have  been  constructed  in  accordance  with  the  following  specifications 
covering  the  mineral  aggregate:  "  The  paving  material  shall  be  composed 
of  crushed  trap  rock  screenings,  concrete  sand,  and  mineral  dust  in  the 
following  proportions:  Trap  rock  screenings,  2  parts;  concrete  sand,  1  part, 
and  mineral  dust,  at  least  5%  of  the  above  aggregate;  mixed  with  asphaltic 
cement."  The  trap  rock  screenings  referred  to  above  varied  in  size  from 
1  in  to  screenings  and  were  devoid  of  dust.     See  Art.  6. 

Class  C.  Specifications  for  pavements  of  this  type  call  for  predetermined 
mechanically  graded  aggregates.     From  a  historical  standpoint  referenc 
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is  made  to  the  description  of  the  Excelsior  Pavement,  as  it  includes  the 
characteristic  features  of  this  class,  namely,  that  "  several  sixes  are  mixed 
to  form  a  close  mass  without  cavities."  This  description  is  made  up  of 
pertinent  abstracts  from  a  book  entitled  "  The  Excelsior  Pavement," 
the  advertisement  of  which  is  dated  1871. 

"  The  Excelsior  Pavement  consists  of  a  broken  stone,  or  McAdam  base, 
covered  with  a  concrete  surface,  which,  being  close,  smooth,  and  coherent, 
presents  but  little  resistance  to  travel,  and  permits  no  movement  among 
the  stones  that  compose  it;  therefore,  scarcely  any  dust  or  mud  is  formed; 
its  superiority  over  others  is  manifest. 

"  The  resisting  material  may  be  sand  for  the  surface,  gravel  or  broken 
stone  mixed  with  sand  for  the  middle,  and  larger  stone  for  the  bottom,  or 
bed;  broken  stone  alone  is  preferred,  sizes  being  chosen  which  best  form 
a  compact  structure,  smooth  on  top,  and  strong  thruout.  Small  fragments 
are  not  generally  required.  Several  sizes  are  mixed  to  form  a  close  mass 
without  cavities,  the  coarser  stone  being  put  beneath.  This  material  should 
be  carefully  selected  for  its  strength  and  resistance,  and  contain  no  dirt 
or  other  foreign  matter. 

"  The  sand,  gravel,  or  broken  stone  of  different  degrees  of  coarseness, 
as  laid  at  or  below  the  surface,  should  be  sharp,  clean  and  hard;  the  cement 
should  be  uniform,  fluid  and  adherent  during  mixture;  and  the  compound 
should  condense  and  harden  rapidly  under  .manipulation,  being  composed 
of  the  greatest  amount  of  rock,  and  the  least  of  cement,  which  will  form 
a  mass  most  resembling  stone  itself." 

In  1907  the  author  discovered  a  printed  specification  in  the  Library  of 
the  Am.  Soc.  C.  E.  entitled  "  Specifications  for  the  Excelsior  Pavement." 
The  following  excerpt  covers  the  description  of  the  mineral  aggregate: 

"  Broken  stones  are  preferred  for  the  whole  pavement,  and  shall  alone  be 
used  for  the  covering.  The  greatest  dimension  of  stones  for  the  base, 
except  as  hereinafter  noted,  shall  be  between  3  in  and  \i  in,  and  for  the 
covering  between  2  in  and  lAQ  of  an  in;  the  sizes  shall  be  mixed  in  pro- 
portion, varying  with  the  size  to  form  a  close  mass,  which,  when  dry  and 
compact,  can  absorb  not  more  than  20%  of  water." 

Bitulithic  Bituminous  Concrete  Pavement.  Since  the  beginning 
of  the  twentieth  century  a  large  amount  of  a  proprietary  pavement  known 
as  "  Bitulithic  "  has  been  laid  in  the  United  States.  As  described  by 
Fred  J.  Warren,  the  wearing  surface,  which  usually  has  a  thickness  of  about 
2  in  after  compression,  is  constructed  as  follows:  "  The  mineral  or  stone 
part  is  dried  and  heated  in  a  modern  drier  and  is  then  separated  by  screen- 
ing with  a  rotary  screen  into  its  sizes,  varying  from  fine  dust,  which  is  less 
than  %w  of  an  in  in  diameter,  to  the  largest  size  used.  The  several  size* 
of  stone  are  then  mixed  in  predetermined  proportions,  so  as  to  reduce  the 
voids  to  about  10% ,  in  a  modern  twin  plug  steam  power  mixer,  and  the  hot 
bituminous  cement  is  added  in  the  mixer  in  sufficient  quantity  to  not 
only  coat  every  particle  and  fill  all  of  the  remaining  voids,  but  with  enough 
surplus  to  furnish  to  the  mixture  after  compression  a  rubbery  and  slightly 
flexible  condition."     See  Art.  7. 

Topeka  Bituminous  Concrete  Pavement.     Since  1911  many  thou- 
sands of  yards  of  pavement  of  Class  C  have  been  laid  under  the  so-called 
Toneka  specifications.     A  decree  was  signed  in  1910  by  certain  city  officials 
"•presentatives  of  the  Warren  Brothers  Company  covering  the  use 
Topeka  mineral  aggregate.    The  following  quotation  is  from  the 
o  which  reference  has  been  made:    "  It  appearing  to  the  court  that 
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of  the  mineral  matter  used  in  the  pavements  actually  constructed  in  the 
cities  of  Topeka  and  Emporia,  Kan.,  no  particles  of  stone  were  used,  that 
would  not  pass  a  screen  with  openings  %  in  in  diameter,  and  that  less  than 
10%  of  the  stone  or  coarse  sand  used  would  be  retained  upon  a  screen 
with  openings  ^  in  in  diameter,  and  the  remaining  mineral  matter  used 
being  finer  than  \i  in;  and  it  further  appearing  that  pavements  con- 
structed by  the  use  of  mineral  particles  as  above  described  do  not  infringe 
the  claims  of  complainant's  patent  No.  727  505,  sued  upon  in  this  case;  .  .  . 
And  it  further  appearing  that  the  pavements  as  actually  constructed  in 
the  cities  of  Topeka  and  Emporia,  Kan.,  do  not  infringe  the  claims  of 
complainant's  patent  No.  727  505,  sued  upon  in  this  case,  and  that  any 
pavements  hereafter  constructed  in'substantial  compliance  with  the  following 
formula,  to  wit: 

"Bitumen,  from  7%  to  11% 
Mineral  aggregate,  passing  200-mesh  screen,  from    5%  to  11% 
Mineral  aggregate,  passing    40-mesh  screen,  from  18%  to  30% 
Mineral  aggregate,  passing    10-mesh  screen,  from  25%  to  55% 
Mineral  aggregate,  passing      4-mesh  screen,  from    8%  to  22% 
Mineral  aggregate,  passing      2-mesh  screen,  less  than  10% 
sieves  to  be  used  in  the  order  named,  would  not  infringe  the  claims  of  said 
patent."     See  Art.  7. 

Seal  Coats  on  Bituminous  Concrete  Pavements.  The  value  of  the  use 
of  seal  coats  of  bituminous  cements  was  appreciated  by  some  of  the  pioneers 
in  this  field  of  highway  improvement.  In  1876,  Abbot  (1)  presented 
the  following  pertinent  discussion  on  this  detail  of  construction: 

"  It  is  the  practice  of  most  of  the  concrete  pavement  men  to  finish  the 
surface  with  a  top  dressing  of  dry  sand,  rolled  into  the  surface;  or  of 
hydraulic  cement,  swept  in  with  a  broom.  I  became  early  satisfied  that 
some  better  plan  of  finishing  was  needed.  The  most  compact  concretes 
are  more  or  less  porous  on  the  surface;  and  tho  these  pores  are  filled  with 
the  sand  or  cement  used  for  top  dressing,  neither  of  these  materials  being 
waterproof,  in  wet  weather  the  water  penetrates  the  pavement,  street  dirt 
minglftn  with  the  water,  and  a  disintegrating  process  begins,  which  soon 
results  in  breaks  and  unevenness  of  surface.  In  winter,  particularly,  the 
moisture,  having  penetrated  the  pavement,  freezes  and  thaws,  and  decay 
is  hastened.  It  is  just  as  essential  that  a  concrete  pavement  should  be 
waterproof  as  that  a  roof  should  not  leak.  My  experiments  in  this  direc- 
tion resulted  in  what  is  known  as  the  Abbot  Grit  Surface,  which  was  pat- 
ented June  17,  1873.  This  improvement  consists  in  spreading  a  hot  liquid 
composition  over  the  surface  of  the  pavement  after  it  is  rolled,  into  which 
is  placed  clean,  dry  grit  or  sand.  This  sand  is  immediately  rolled  into  the 
surface  while  the  composition  is  warm,  and  a  tough  coating  is  thereby 
formed,  which  not  only  prevents  the  pavement  from  being  slippery,  but 
effectually  closes  every  pore  in  the  surface,  and  makes  it  impossible  for 
moisture  to  penetrate." 

3.    Characteristics 

Advantages.  All  of  the  advantages  resulting  from  the  construction  of 
bituminous  surfaces  on  macadam  and  gravel  roads  (see  Sect.  14)  and  of 
bituminous  macadam  pavements  (sec  Sect.  15),  except  low  first  cost  and 
rapidity  of  construction,  may  be  cited  verbatim  with  reference  to  bituminous 
concrete  pavements.  Bituminous  concrete  pavements  are  usually  mnr« 
stable   and  durable  than  other  bituminous  pavements  constructed 
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broken  stone,  gravel,  or  broken  slag.  The  methods  employed  in  the  con- 
struction of  bituminous  concrete  pavements  permit  the  most  suitable  kinds 
and  grades  of  bituminous  cements  to  be  used.  The  proper  use  of  mixing 
methods  insures  homogeneous  wearing  courses  having  all  particles  of  the 
aggregates  uniformly  coated  with  bituminous  cement.  As  the  aggregate  is 
usually  heated  at  a  mixing  plant,  delays  of  construction,  due  to  wet  weather, 
are  not  as  prolonged  as  in  the  case  of  bituminous  macadam  pavements. 
By  the  use  of  modern  mixing  plants,  it  is  practicable  to  lay  certain  types  of 
bituminous  concrete  pavements  of  Class  A  as  economically  as  it  is  possible 
ordinarily  to  build  bituminous 'macadam  pavements. 

Disadvantages.  Slipperiness  with  seal  coats  of  some  bituminous  ma- 
terials may  occur  and  thus  prove  a  disadvantage.  Skilled  labor  is  required, 
and,  for  some  types,  expensive  plant  equipment  is  essential. 

4.    Drainage,  Subgrades,  Foundations  and  Edgings 

Drainage.  As  bituminous  concrete  pavements  are  impervious,  the 
utmost  care  must  be  taken  to  secure,  by  thoro  underdrainage,  dry  natural 
foundations.  If  the  road-bed  is  not  properly  drained,  water  may  be  held 
in  contact  with  the  undersurface  of  the  wearing  course  and  cause  disintegra- 
tion; in  other  cases  displacement  of  the  wearing  course  is  liable  to  take 
place  due  to  freezing  and  thawing  of  the  road-bed,  settlement  of  embank- 
ments, the  force  of  water  from  springs,  and  the  general  weakening  of  the 
natural  foundation.  The  use  of  cement-concrete  foundation  or  broken 
stone  foundations  does  not  prevent  underground  water  from  reaching  the 
bituminous  wearing  course  as  both  types  are  pervious  to  water.  For  a 
detailed  discussion  of  underdrainage,  see  Sect.  8,  Arts.  6  and  7. 

Subgrades.     For  methods  of  constructing  subgrades,  see  Sect.  8,  Art.  3. 

Foundations.  For  all  classes  of  bituminous  concrete  pavements,  founda- 
tions of  gravel,  broken  stone  or  slag,  old  macadam,  bituminous  macadam 
and  concrete,  old  brick  and  stone-block  pavements,  and  cement-concrete 
have  been  used.  The  foundation  should  be  strong  enough  to  carry  the  traffic 
to  which  the  pavement  is  to  be  subjected.  Many  failures  have  occurred 
due  to  laying  bituminous  concrete  pavements  on  weak  foundations.  Satis- 
factory results  have  been  obtained  under  medium  traffic  with  thoroly 
filled  and  compacted  broken  stone,  and  bituminous  concrete  foundations. 
Cement-concrete  foundations  have  been  used  successfully  under  the  heaviest 
traffic  for  which  the  several  classes  of  bituminous  concrete  are  suitable, 
especially  in  cases  where  the  road-beds  have  been  well  drained.  For  a 
discussion  of  the  relative  advantages  and  the  methods  of  construction  of  the 
different  kinds  of  foundations  see  Sect.  8,  Arts.  10  to  20  inc.,  and  Sect.  17, 

Art.  3. 

Penn.  State  Highway  Dept.  Practice  Relative  to  Foundations  by  Uhler  (66).  "Bi- 
tuminous concrete  and  sheet-asphalt  pavements  should  be  laid  on  a  concrete  base, 
instead  of  on  the  old  existing  macadam  foundation,  which,  heretofore,  has  been  the 
generally  accepted  practice  for  country  roads.  In  view  of  the  increased  amount  and 
change  in  character  of  traffic,  even  tho  slightly  more  expensive,  it  is  advisable  to  provide 
for  either  a  4  or  5-in  concrete  base  on  top  of  the  broken  stone  or  telford  base,  due  to 
the  tendency  of  macadam  to  shift  or  to  consolidate  further  under  traffic  and  possible 
subgrade  trouble,  all  of  which  tend  to  bring  about  a  wavy  or  uneven  condition  of  the 
surface.  In  resurfacing  old  water-bound  macadam  roads,  where  the  base  consists  of 
either  telford  or  macadam,  the  broken  stone  surface  should  be  removed  to  a  depth 
>nt  to  conform  to  the  required  cross-section  and  grade.  Where  the  telford 
is  exposed,  the  irregularities  are  broken  off  with  a  napping  hammer  and  the 
ons  filled  in,  and  upon  this  prepared  surface  is  placed  a  4-in  concrete  base* 
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in  the  proportion  of  1:3: 6,  laid  so  as  to  secure  a  very  rough  but  regular  surface 
o  form  a  bond  between  the  concrete  base  and  "the  bituminous  top.  In  conjunction 
rith  the  concrete  base  a  concrete  header  curb  should  be  constructed  extending  6  in 
cyond  the  fixed  edges  of  the  bituminous  pavement  and  to  the  finished  grade.  After 
he  concrete  base  has  developed  a  hard  set,  and  from  1  to  2  days  prior  to  the  placing 
f  the  bituminous  wearing  surface,  the  base  should  be  cleaned  thoroly  of  loose  and 
ofeign  material,  by  sweeping,  and  then  covered  with  an  asphaltic  cut-back  mixture 
onaistxng  of  equal  parts,  by  volume,  of  asphaltic  cement,  65  to  65  penetration,  and 
Dmmeraal  naphtha,  62  to  55  gravity,  the  mixture  being  applied  by  a  pressure  dis- 
ributor  at  the  rate  of  H  gal  per  sq  yd.  The  object  of  this  paint  coat  it  to  secure  a  better 
tend  between  the  concrete  base  and  the  bituminous  top." 

Specifications  for  Subgrade,  Sub-Drainage  and  Foundations  Adopted  in 
L91f  by  the  Am.  Soc.  Man.  Imp.,  as  a  part  of  the  specifications  for  Topeka 
ind  Bitulithic  pavements. 

"  Subgrade.  The  contractor  will  be  required  to  do  all  of  the  grading  necessary 
so  bring  the  surface  to  the  proper  subgrade  as  determined  by  the  lines  and  grades 
given  by  the  engineer.  If  the  material  at  subgrade  is  of  an  unstable  character  and 
mfit  for  foundation,  the  contractor  shall  make  such  additional  excavation  as  may  be 
Setermined  by  the  engineer  and  refill  with  approved  material.  After  all  necessary 
pading  has  been  done  to  bring  this  surface  to  subgrade,  the  street  shall  be  thoroly 
-oiled  with  an  approved  road  roller  weighing  not  less  than  10  tons.  If  settlement 
>ccurs  the  depressions  shall  be  filled  and  then  re-rolled  until  the  surface  is  solid,  uni- 
form and  parallel  with  the  grade  and  cross-section  of  the  finished  pavement.  All 
Ubng  shall  be  free  from  animal  or  vegetable  matter  and  of  a  character  approved  by 
the  engineer.  In  case  of  spongy  or  yielding  subgrade  some  other  means  besides  ordinary 
rolling  and  sprinkling  must  be  employed  to  obtain  satisfactory  compaction  of  the 
ubgrade.  In  case  of  loose,  sandy  soils,  a  small  amount  of  cinders,  gravel  or  fine 
Ernshed  stone  spread  over  the  surface  will  often  put  it  in  a  condition  to  be  compacted 
under  the  roller.  In  the  case  of  day  soils  that  puddle  up  and  wave  or  creep  under 
continued  rolling,  it  is  best  to  roll  as  dry  as  possible  and  to  be  sparing  in  the  use  of 
sater  when  rolling  the  first  layer  of  macadam.  Cinders,  gravel  or  stone  screenings 
vfll  often  help  in  rolling  such  subgrades. 

"  Sob-Drainage.  When  the  soil  is  of  such  a  character  that  it  retains  an  excessive 
amount  of  moisture,  such  as  clay,  subject  to  swelling  or  heaving  under  the  action  of 
frost,  or  sands  similar  to  quicksand  that  do  not  afford  a  ready  natural  drainage,  sub- 
trains  should  be  provided.  These  may  be  of  two  general  kinds:  (1)  Tile  drains  of 
porous  material  or  of  vitrified  tile  laid  with  open  joints;  (2)  trenches  filled  with  broken 
itone,  gravel,  cinders  or  other  similar  material.  In  some  cases  it  may  be  sufficient 
to  construct  a  sub-drain  on  each  side  of  the  roadway  at  or  near  the  lines  of  the  gutters, 
but  when  the  soil  is  of  a  very  wet  nature  it  may  be  advisable  to  lay  additional  lines 
rf  drains  which  may  be  in  or  near  the  middle  of  the  roadway.  This  system  of  drains 
nay  be  varied  by  diagonal  lines  of  drains  running  from  near  the  crown  of  the  roadway 
to  the  gutters.  In  a0  cases  the  drains  should  have  connections  with  the  existing  sewers, 
catch-basins  or  inlets. 

M  New  Macadam  Foundation.  If  the  pavement  is  to  be  laid  on  a  new  macadam 
foundation  or  base,  the  latter  shall  be  built  as  follows:  The  total  thickness  of  the 
■"fyds™*  base  will  vary  according  to  character  of  soil,  drainage,  kind  of  stone  avail- 
ible,  etc  In  general,  the  macadam  base  should  be  constructed  of  broken  stone  which 
■  sound,  hard  and  durable  under  traffic.  The  broken  stone  should  be  separated 
into  different  sizes  by  screening,  the  smaller  sizes  with  the  dust  being  used  to  fill  and 
bond  together  the  larger  sizes.  The  thickness  of  the  base  should  be  regulated  by 
experience  in  constructing  ordinary  water-bound  macadam  roads  in  similar  situations, 
the  total  thickness  of  pavement,  including  wearing  surface,  being  made  the  same  or 
i  little  less  than  well  constructed  macadam. 

"After  the  subgrade  has  been  carefully  prepared,  spread  a  layer  of  clean  stone 
pawing  a  8  to  8^-in  revolving  screen  and  held  on  a  2-in  screen  to  a  depth  sufficient 
Rrben  thoroly  rolled  to  form  about  %  of  the  total  thickness  of  the  base.  The  thickness 
of  this  layer  should  be  regulated  by  laying  on  the  subgrade  at  proper  intervals,  cubical 
blocks  of  wood  of  the  proper  dimensions  to  give  the  desired  thickness.  Over  this 
layer  of  stone,  spread,  with  shovels,  stone  screenings  in  sufficient  quantity  to  fill  t' 


856  Bituminous  Concrete  Pavements  Sect.  t( 

voids  between  the  larger  stone.  The  screenings  should  be  spread  gradually  and  thorob 
rolled  with  a  road  roller  weighing  at  least  10  tons  during  the  process  of  spreads*] 
the  screenings.  As  the  screenings  are  worked  into  the  coarse  stone  under  the  roUsl 
more  should  be  added  here  and  there  where  voids  appear.  At  first  the  rolling  should 
be  done  dry  until  the  stone  appears  to  be  well  filled,  then  the  surface  should  be  wsl 
sprinkled  and  again  rolled,  the  rolling  and  sprinkling  continued  until  the  layer  e| 
stone  is  thoroly  compacted  and  no  more  screenings  can  be  forced  in.  Just  enougl 
screenings  shall  be  used  to  fill  and  bond  the  stone,  leaving  no  surplus  screenings  m 
th    top. 

"The  above  method  may  be  varied  by  using  the  crusher  run  of  stone  without 
addition  of  any  other  filler  where  the  small  sizes  are  not  in  urws  Also  a  filler  otfesi 
than  stone  screenings,  such  as  bank  gravel  or  sand,  may  be  used  in  some  cases  when 
experience  with  materials  available  shows  better  results  can  be  obtained.  Under  son* 
conditions  the  character  of  soil  and  stone  available  may  be  such  as  not  to  requtn 
the  use  of  any  filler  with  the  stone  of  the  first  course.  The  specifications  given,  how- 
ever, represent  the  best  average  practice  where  stone  with  bonding  value,  such  sj 
limestone  or  trap  rock,  can  be  obtained. 

"When  the  first  layer  of  macadam  is  completed  as  specified,  spread  a  second  laysi 
of  clean  stone  passing  a  2  or  2>$-in  screen  and  held  on  a  1-in  screen  to  a  depth  sufficient 
when  thoroly  rolled  to  form  the  remaining  H  of  the  total  thickness  of  the  base.  Ovef 
this  layer  of  stone  spread  evenly  with  shovels  stone  screenings  and  roll  with  the  appli- 
cation of  water  by  sprinkling.  The  sprinkling  and  rolling  shall  be  continued  until 
the  stone  is  well  bonded  and  until  no  more  compression  can  be  observed  under  tht 
roller.  Just  enough  filler  should  be  used  to  accomplish  this  purpose  and  not  enough 
to  form  a  layer  or  film  over  the  surface  of  the  stone.  It  is  better  not  to  fill  the  stout 
quite  flush,  leaving  the  coarse  particles  of  stone  slightly  projecting,  so  as  to  have  a 
coarse,  grainy  base  upon  which  to  put  the  wearing  surface. 

"As  an  alternate  method  of  construction,  the  macadam  may  be  well  filled  wita 
screenings,  watered  and  rolled  until  flushed  up  smooth.  Over  the  surface  of  the 
macadam  base  thus  constructed  shall  be  spread  a  third  layer  of  clean  stone  of  a  ante 
to  pass  a  2-in  ring  and  be  retained  on  a  1-in  ring.    This  layer  of  stone  should  average 

1  in  after  rolling  or  practically  only  one  stone  deep  and  is  for  the  purpose  of  forming 
a  binder  or  key  between  the  base  and  wearing  surface  and  thus  preventing  lateral 
displacement  of  the  surface.  After  being  spread  evenly  it  shall  be  lightly  rolled  only 
enough  to  partially  imbed  the  stone  and  set  them  firmly  in  place  without  crushing 
or  forcing  sufficient  fine  material  up  from  below  to  fill  the  surface  voids  entirely.  The 
final  roiling  should  be  done  while  the  macadam  base  is  still  moist  and  comparatively 
soft. 

"The  thickness  of  the  pavement,  including  base  and  wearing  surface,  should  vary 
according  to  local  conditions  and  should  be  fixed  by  the  engineer  In  charge  when  all 
the  varying  conditions  of  soil,  drainage,  traffic  and  materials  of  construction  are  under- 
stood.   In  general,  a  thickness  of  macadam  base  of  8  in  with  a  wearing  surface  of 

2  in  will  be  enough  for  any  except  the  most  adverse  conditions,  and  a  base  of  4  to  6 
in  with  a  wearing  surface  of  from  134  to  2  in  will  meet  the  most  favorable  conditions 
of  firm,  unyielding  soils  and  light  traffic 

"  Old  Macadam  Foundation.  If  the  pavement  is  to  be  laid  on  an  old  macadam 
foundation,  the  surface  shall  be  thoroly  swept  and  cleaned  of  all  fine  material  that 
may  be  caked  upon  the  surface  of  the  stone  or  lying  loose  as  dust,  thereby  exposing 
the  clean,  coarse  stone  for  the  reception  of  the  bituminous  concrete.  If  the  old 
macadam  does  not  present  the  desired  coarse,  grainy  surface,  or  is  not  at  proper  and 
satisfactory  grade  after  cleaning,  it  shall  be  spiked  up  and  redressed  to  the  desired 
crown  and  grade,  the  coarse  stone  being  brought  to  the  top  by  harrowing  or  other- 
wise, or  new  stone  added  where  needed.  It  shall  then  be  watered  and  rolled  untfl 
thoroly  compacted.  If  the  result  is  not  the  required  coarse,  grainy  surface,  a  layer 
of  clean  stone  shall  be  spread  and  lightly  rolled  as  described  above  in  the  paragraph 
relating  to  new  macadam  foundation. 

"  "ement-Concrete  Foundation.    When  a  Portland  cement-concrete  foundation  b 

should  be  laid  according  to  the  standard  specifications  adopted  for  concrete 

to.     The  surface,  however,  should  be  roughened  to  form  a  key  for  the  wearing 

This  may  be  done  by  using  coarse  stone  of  fairly  uniform  size  and  laying 
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the  concrete  fairly  wet,  or  by  brooming,  washing  with  a  hose  before  hard  set,  tamping 
with  grooved  rammers,  or  by  spreading  a  light  layer  of  coarse,  clean  stone  over  the 
fresh  concrete  and  lightly  tamping." 

Protection  of  Edges  of  Bituminous  Concrete  Pavements.  The  edges  o& 
bituminous  concrete  roadways  on  streets  are  protected,  as  they  are  usually 
built  between  sidewalk  curbs  or  between  paved  gutters  of  brick,  stone 
block,  or  cement-concrete.  In  the  case  of  bituminous  concrete  pavements 
outside  of  urban  districts,  however,  the  edges  generally  are  not  supported 
by  gutters  or  sidewalk  curbs.  Many  roadways  are  built  with  earth  shoulders 
adjoining  the  bituminous  concrete.  Under  such  conditions,  especially 
when  the  width  of  roadway  is  not  adequate  to  accommodate  the  traffic,  the 
inevitable  result  is  the  breaking  off  of  the  edges  of  the  bituminous  concrete. 
Instances  have  occurred  on  16-ft  roadways,  subjected  to  heavy  commercial 
traffic,  where,  during  1  year,  the  edges  have  been  broken  off  for  a  width 
of  4  to  10  in. 

Abnormal  wear  of  edges  may  be  prevented  by  several  methods:  (1)  In- 
creasing the  width  of  the  roadway  of  bituminous  concrete  so  that  the 
probable  traffic  will  not  be  forced  near  the  edges.  (2)  Construction  of 
thoroly  compacted  and  puddled  shoulders  of  gravel  or  broken  stone  with  or 
without  thin  bituminous  surfaces.  (3)  Use  of  edgings  of  wood,  steel  shapes, 
stone  block,  cobblestones,  or  cements-concrete.  (4)  Construction  of  the  Eng- 
lish or  French  raised  verge  or  shoulder  which  has  a  depth  of  3  to  5  in. 

In  the  United  States,  cement-concrete  edgings  or  curbs  are  most  generally 
used.  They  should  be  built  of  1: 114'  3  or  1:2:4  cement-concrete,  and 
have  a  width  of  not  less  than  6  in.  However,  their  use  should  not  be  con- 
sidered an  argument  for  the  construction  of  roadways  having  widths 
inadequate  to  carry  the  traffic  to  which  they  probably  will  be  subjected. 
If  the  roadways  are  not  wide  enough  to  accommodate  the  traffic,  usually 
bad  ruts  will  be  worn  in  the  bituminous  concrete  adjacent  to  the  cement- 
concrete  edgings,  the  formation  of  the  ruts  being  followed  by  the  breaking 
off  of  both  the  cement-concrete  edgings  and  the  bituminous  concrete. 

The  method  to  be  adopted  in  any  particular  case  will  depend  upon  the 
amount  and  character  of  the  probable  traffic,  the  available  width  for  the 
roadway  and  other  parts  of  the  highway,  the  comparative  economical 
value  of  the  different  methods  of  protecting  the  edges  based  on  local  condi- 
tions, and  the  amount  of  money  immediately  available  for  the  improvement. 

ConchiBiona.  Spec.  Com.  Mat  Road  Cons.,  Am.  Soc  C.  B.  (17e).  "Where 
bituminous  pavements  are  laid,  the  edges  need  protection,  and  a  sudden  transition 
from  the  pavement  to  any  soft  shoulder  material  should  be  avoided  by  means  of  extra 
width,  or  of  cement-concrete  or  other  edges,  or  such  reinforcement  of  the  shoulder 
material  as  may  be  necessary." 

Economy  of  Using  Cement-Concrete  Curbs  (50b).  "The  good  reputation  of  asphalt 
wearing  surfaces  is  based  largely  upon  the  performance  of  such  surfaces  on  city  streets, 
where  curbs  are  almost  invariably  provided.  In  proportion  to  the  traffic  carried,  such 
side  support  is  just  as  necessary  on  roads  as  for  pavements.  A  very  good  example  of 
the  truth  of  this  statement  was  noted  recently  (1917)  during  the  inspection  of  a  Long 
Island  Topeka  specification  road,  now  5  years  old,  and  in  good  condition  except  along 
the  edges,  where  the  asphalt  top  was  almost  continuously  broken  down  along  the 
shoulder  of  the  road.  The  maintenance  of  something  more  than  a  mile  of  this  road 
for  the  5-year  period  would  have  amounted  to  practically  nothing  but  for  the  repairs 
necessary  at  the  edges  of  the  road,  all  of  which  would  have  been  avoided  if  a  concrete 
curb  or  header  had  been  provided  in  the  first  instance." 

TJ.  S.  O.  P.  R.  1916  Specifications  for  Cement-Concrete  Edgings.  "Concrete  curbs 
shall  be  built  on  the  base  as  shown  on  the  plans.  The  concrete  shall  be  composed  of 
the  following  materials,  by  volume:  1  part  of  cement,  1H  parts  of  sand,  8  parts  nf 
gravel  or  crushed  stone,  and  water.    The  materials  shall  be  thoroly  mixed  in  a  macW 
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mixer  of  the  batch  type  or  by  hand.  If  the  mixing  is  done  by  hand,  it  shall  be  done  upon 
a  water-tight  platform  with  raised  edges,  in  such  manner  as  to  insure  thoro  mixing 
of  the  materials  and  to  meet  the  approval  of  the  engineer.  The  concrete  for  the  cork 
.shall  be  placed  upon  the  base  before  the  concrete  of  either  the  curb  or  the  base  has  tmkea 
its  initial  set,  and  care  shall  be  taken,  such  as  roughening  the  concrete  of  the  base  and 
tamping  the  concrete  of  the  curb,  to  insure  that  the  curb  will  be  firmly  bonded  to  the 
base.  The  concrete  shall  be  well  tamped  and  spaded  along  the  forms,  so  that  when  they 
are  removed  there  will  be  no  open  and  porous  places  on  the  sides  of  the  curb.  The 
top  surface  of  the  curb  shall  be  floated  or  troweled  to  a  smooth  finish.  The  forms  for 
the  curb  shall  be  smooth,  clean,  free  from  warp,  and  of  sufficient  strength  to  resist 
springing  out  of  shape.  They  shall  be  well  staked  and  braced,  and  the  top  edges 
shall  be  at  the  same  height  and  set  true  to  line.  To  protect  the  curb  from  drying  out 
too  rapidly  it  shall,  within  12  hr  after  it  is  placed,  be  covered  with  gunny  cloth,  'which 
shall  be  kept  wet  for  5  days." 

MATERIALS 
5.  Mineral  Aggregates  for  Class  A  Pavements 

Class  A  Bituminous  concrete  aggregates  consist  of  one  product  of  a  crush- 
ing or  screening  plant.  The  non-bituminous  materials  used  as  aggregates 
for  Class  A  bituminous  concrete  pavements  are  broken  Btone,  broken  slag, 
gravel,  and  oyster  shells.  Broken  stone  and  broken  slag  are  the  principal 
materials  used,  due  primarily  to  the  desirable  stability  being  more  readily 
obtained  than  with  gravel,  while  the  use  of  oyster  shells  has  resulted  from 
consideration  of  low  first  cost  in  some  sea-coast  districts. 

Broken  Stone.  Trap  rock,  limestone,  granite,  and  syenite  have  been 
used  extensively,  and,  to  a  limited  extent,  sandstone,  gneiss,  and  field  stone 
have  been  employed.  Altho  trap  rock  generally  makes  the  best  aggregate  for 
pavements  subjected  to  heavy  commercial  traffic,  and  gneiss  and  field  stone 
make  unsatisfactory  aggregates,  the  latter  due  to  its  non-uniform  qualities, 
it  is  poor  practice  to  specify  acceptable  rock  merely  by  geological  names 
(see  Sect.  11,  Art.  5).  The  rock  should  meet  definite  physical  requirements, 
which  will  depend  upon  the  traffic  to  which  the  pavement  will  be  subjected, 
local  economic  factors,  and,  in  some  cases,  details  of  the  method  of  con- 
struction. It  is  desirable  that  the  broken  stone  be  hard,  to  resist  wear 
caused  primarily  by  the  grinding  action  of  iron-tired  vehicles,  and  tough, 
to  resist  impact  forces  such  as  blows  of  horses'  hoofs  and  the  hammering 
action  of  heavy  iron-tired  wheels  as  they  pass  over  obstructions  on  the 
surface  of  the  roadway.  Altho  the  Dorry  test  is  used  as  a  direct  measure  of 
hardness,  the  Deval  test  gives  the  only  reliable  indication  of  the  resistance 
to  abrasion  of  broken  stone.  The  limiting  values  to  be  given  to  resistance 
to  abrasion  and  toughness  requires  consideration  of  all  local  conditions. 
If,  for  example,  the  roadway  is  to  be  subjected  primarily  to  rubber-tired 
motor  vehicle  traffic,  a  rock  having  a  toughness  of  not  less  than  6  and  an 
abrasion  loss  of  not  more  than  6%,  would  give  good  results.  If  used  on  a 
roadway  carrying  a  daily  commercial  traffic  of  300  iron-tired  horse-drawn 
and  motor  trucks,  a  rock  having  a  toughness  of  not  less  than  13  and  a  loss 
of  abrasion  of  not  over  3.5%  should  be  used. 

Shape,  Character  of  Surface  and  Cleanliness.     See  Sect.  15,  Art.  5. 

Products  or  Sizes.     Due  to  the  variability  in  the  sises  of  particles  of 

broken  stone  contained  in  products  obtained  under  the  common  forms  of 

specifications,   it  is  usually   necessary   to   adopt  more  rigid   requirements 

—°ring  the  composition  of  the  product  rather  than  its  method  of  manu- 

9.     For  a  discussion  of  variation  in  products  of  broken  stone,   see 

1,  Art.  6.     For  specifications  and  formulas  covering  the  composi- 


Art.  5 


Mineral  Aggregates  for  Class  A  Pavements 


859 


taon  of  broken  stone  products,  see  Art.  8,  Am.  Soc.  Mun.  Imp.  Class 
A  Specifications,  and  Sect.  11,  Art.  7,  Am.  Soc.  C.  £.  and  Am.  Soc.  Test. 
Mat.  Form  or  Specification.  If  broken  stone  is  obtained  from  stationary 
commercial  plants,  the  methods  to  which  reference  is  made  always  should 
be  used.  In  case  of  portable  plants,  alt  ho  the  specification  form  recom- 
mended is  the  most  satisfactory  for  general  use,  local  conditions  may  be 
such  that  the  following  type  of  specification  will  prove  more  adaptable, 
especially  in  cases  where  contractors  or  local  quarrymen  are  not  accustomed 
to  furnishing  broken  stone  to  meet  requirements  covering  the  several  sizes 
of  broken  stone  in  a  product. 

"  For  the  wearing  course  lj^-in  stone  shall  be  used,  and  stone  chips  shall 
be  used  for  the  seal  coat.  The  screening  plant  or  plants  for  supplying 
broken  stone  shall  be  equipped  with  revolving  screens,  9  to  12  ft  long  and 
from  30  to  36  in  in  diameter,  having  perforations  as  follows:  First  section, 
3£-in  holes;  second  section,  1^-in  holes;  third  section,  3-in  holes.  The 
sections  of  screen  shall  be  of  acceptable  lengths.  A  dust  jacket  having  M-in 
circular  perforations  or  composed  of  a  4-mesh  sieve  shall  surround  the  first 
section ;  it  shall  be  6  to  9  in  shorter  than  the  3^-in  screen  and  about  6  in  greater 
in  diameter.  Broken  stone  dust  passing  the  ^£-in  screen  and  retained  on 
the  dust  jacket  is  designated  in  these  specifications  as  stone  chips.  Broken 
stone  passing  over  the  ^-in  screen  and  thru  the  l>£-in  screen  is  designated 
as   lH-in   stone." 

In  using  specifications  of  the  above  type,  a  clause  should  be  inserted 
which  would  require  that  the  crushing  and  screening  plant  be  operated  in 
accordance  with  the  direction  of  the  engineer  in  so  far  as  such  operation 
effects  the  composition  of  the  several  products  of  broken  stone.  The  speci- 
fications quoted  were  used  with  successful  results  by  the  Board  of  Water 
Supply  of  the  City  of  New  York  in  connection  with  the  construction  of 
32  miles  of  Class  A  bituminous  concrete  pavements.  Seven  crushing  and 
screening  plants  were  efficiently  operated  under  the  direction  of  the  Board's 
engineers  in  order  to  obtain  the  products  desired  for  the  foundation  course, 
the  wearing  course  of  bituminous  concrete  and  the  stone  chips  for  the  seal 
coat. 

Analyses  or  Aggregates  fob  One-Later  Pavement.  The  following 
analyses  of  aggregates  from  three  different  contracts  are  given  as  illustrations 
of  satisfactory  products  for  use  in  the  construction  of  one-layer  pavements 
of  Class  A  when  broken  stone  or  broken  slag  is  used  for  the  aggregate. 
By  reference  to  Art.  8,  it  will  be  seen  that  all  of  the  products  meet  the 
requirements  of  the  Am.  Soc.  Mun.  Imp.  specifications. 


Pawing 
Fasting 


V£-in  screen 

[-in  screen 

-in  screen 

I-in  screen 

1-in 


1.2% 

4.2% 

34.7% 

40.6% 

17.8% 
2.0% 

100.0% 


2.7% 

45.0 
36. l/p 
10.1% 

1.5% 

100.0% 


1.0% 

30.8% 

34.2% 

23.4% 

8-1% 

100.0% 


Aggregates  for  Two  or  Three-Later  Pavements.     Many  combina- 
tions of  products  have  been  successfully  used  in  the  construction  of  two  ant) 
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three-layer  bituminous  concrete  Clan  A  pavements  in  England.  Foe 
examples  of  English  practice,  see  Art.  12.  Altho  pavements  of  this  type 
have  been  constructed  in  the  United  States  and  Canada,  its  use  since  1900 
has  been  confined  to  a  few  localities.  The  Amiesite  pavement,  see  Art, 
15,  altho  laid  in  layers,  is  not  referred  to  here,  as  it  comes  under  Class  B 
pavements. 

Broken  Slag  has  not  been  extensively  used  in  the  United  States.  The 
excellent  bituminous  slag  concrete  pavements  which  have  been  constructed 
in  England  since  1900  indicate  that  from  slag,  possessing  the  essential' 
physical  and  chemical  properties,  an  aggregate,  equal  in  quality  to  one  of 
broken  stone,  can  be  manufactured.  To  make  a  satisfactory  aggregate, 
slag  must  be  clean,  rough-surfaced,  dense  and  tough,  and  possess  no  glossy 
surfaces.  The  Ohio  State  Highway  Dept.  requirements  are  as  follows: , 
"  The  broken  slag  shall  be  clean,  sound,  durable,  and  of  uniform  quality 
and  shall  contain  not  less  than  32%  of  silica  and  not  more  than  25%  of 
calcium  oxide  and  not  more  than  1.5%  of  sulphur.  Slag  shall  show  in  the 
abrasion  test  a  loss  of  not  more  than  10%,  a  hardness  of  not  less  than  16, 
and  a  toughness  of  not  less  than  5.  Slag  aggregates  shall  weigh  not  less 
than  75  lb  per  cu  ft."  A  slag,  meeting  the  Ohio  specifications,  should 
only  be  used  on  light  traffic  roads.  The  slag  used  in  England  is  so  dense 
that  it  resembles  trap  rock,  and  has  a  high  toughness  and  a  low  loss  on 
abrasion. 

Subs  of  Sla.o.  In  England,  slag  is  used  for  one,  two,  and  three-layer 
bituminous  concrete  pavements  of  Class  A.  Typical  English  commercial 
products  of  slag  are  as  follows: 

2^-in  gauge,  pieces  varying  from  2^-in  to  lj^-in;  ' 

lH-in  gauge,  pieces  varying  from  1^-in  to    M-in; 
}£-in  gauge,  pieces  varying  from    $£-in  to     H-in. 
If  used  in  three  layers,  the  2^-in  product  would  be  used  for  the  bottom 
layer,  the  1^-in  for  the  middle,  and  the  }£-in  for  the  top  layer.    For  details 
of  use,  see  Art.  12. 

Gravel.  Due  to  the  variability  in  the  composition  of  bank  gravel,  the 
probability  that  the  particles  of  gravel  will  be  coated  with  more  or  less 
clay,  and  the  characteristic  rounded  surfaces  of  gravel,  the  use  of  gravel  for 
Class  A  bituminous  concrete  has  been  very  limited.  If  crushed,  clean 
gravel  is  used,  the  results  may  be  satisfactory,  but  it  should  not  be  expected 
that  the  resulting  pavement  will  be  as  durable  as  one  having  an  aggregate 
of  well  interlocked  broken  stone  or  broken  slag.  For  specifications  covering 
essential  properties  of  gravel  for  bituminous  concrete  aggregates,  see  Art.  8. 

Conclusions,  Spec  Com.  Mat.  Road  Cons.,  Am.  Soc  C.  B.  (17e).  "Broken  stone, 
because  of  the  satisfactory  bond  secured,  should  be  used  wherever  possible,  altho 
bituminous  concretes  constructed  with  gravel  have  proved  satisfactory  for  light  traffic 
where  great  care  has  been  taken  in  the  selection  of  the  gravel  and  in  the  construction 
of  the  pavement. 

"Broken  stone  should  be  clean,  rough-surfaced,  sharp-angled,  of  compact  texture, 
and  uniform  grain.  If  the  pavement  is  to  be  subjected  to  medium  or  heavy  traffic, 
the  broken  stone  used  for  the  construction  of  the  wearing  course  should  show  a  loss 
or  abrasion  of  not  more  than  8.6%,  and  its  toughness  should  not  be  less  than  18. 

"Especial  care  is  required  in  drafting  the  specifications  covering  the  broken  stone 
or  gravel  to  be  used.  An  excess  of  large  or  small  sizes  of  stone  or  gravel  should  be 
avoided.  Practice  has  demonstrated  that  a  mineral  aggregate  which  will  comply  with 
the  following  mechanical  analysis,  using  laboratory  screens  having  circular  openings, 
will  produce  satisfactory  results:  All  the  material  shall  pass  lM-in  screen;  not  more 
""%  nor  less  than  1%  shall  be  retained  on  a  1-in  screen;  not  more  than  10%  nor 
3%  shall  pass  a  H-in  screen.'! 
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Physical  Properties  of  Gravel,  Slag  and  Broken  Stone  by  Smith  (60b). 
M  Gbavbl  should  be  clean  grained,  hard,  and  free  from  adhering  clayey  particles.  It 
Is  larking  in  stability  owing  to  the  roundness  of  its  particles  and  is  usually  considerably 
improved  by  pawing  it  thru  a  crusher.  Gravel  with  a  rough  pitted  surface  is  to  be 
preferred  and  gravel  containing  a  large  percentage  of  flinty  particles  is  to  be  avoided. 
It  m  unsuitable  for  the  construction  of  pavements  carrying  heavy  traffic  and  inferior 
in  all  inspects  to  crushed  stone. 

"Slag.  Hard,  dense,  basic  slag  is  to  be  preferred.  Should  be  stable  when  exposed 
to  weather  and  not  show  any  tendency  to  slack  or  disintegrate.  Only  suitable  for  Ught 
traffic  and  should  preferably  be  coated  with  a  very  fluid  bitumen. 

"Bbokbn  Stonb.  Should  be  freshly  crushed,  preferably  in  cubical  shaped  particles. 
Save  and  hardness  required  depends  upon  the  traffic'which  the  pavement  is  to  carry. 
Dense  hard  limestone  will  carry  medium  and  light  traffic  satisfactorily.  When  the 
traffic,  tho  light  in  volume,  is  composed  of  heavy  iron-tired  units,  a  dense  hard  trap 
is  required.  Trap  is  now  commonly  used  for  asphalt  block  manufacture,  altho  in  the 
past  a>  large  number  of  asphalt  blocks  made  from  limestone  gave  excellent  service  under 
fight  traffic  Granite  is  not  usually  satisfactory  as  it  is  too  coarse  and  uneven  in 
texture  and  much  of  it  is  friable  and  it  is  liable  to  shatter  in  crushing." 

Character  of  Surface  of  Gravel,  Slag  and  Broken  Stone  by  Smith  (60b).  "Broadly 
speaking,  a  rough,  pitted  and  somewhat  absorbent  surface  is  the  best.  Smooth 
glossy  surfaces  do  not  readily  retain  a  thick  coating  of  bitumen  and  require  a  relatively 
Inch  heat  to  Insure  properly  coating  them.  At  a  high  heat  the  bitumen  becomes  very 
Squid  and  readily  runs  off  of  them,  which  results  in  a  coating  of  undesirable  thinness. 
Even  when  the  temperature  at  which  they  are  coated  is  no  higher  than  that  employed 
with  rough  surfaces,  their  smoothness  permits  the  bitumen  to  drain  off  more  readily. 
This  is  particularly  the  case  with  flint  particles;  and  sand  containing  them,  when  coated 
with  bitumen  and  examined  under  a  glass,  invariably  show  the  mfaiiniim  thickness 
of  coating  on  the  flint  particles  sharply  contrasting  with  the  surrounding  rougher 
surfaced  quarts  particles  which  have  retained  a  coating  of  normal  thickness.  As 
compared  with  a  non-absorbent  surface,  an  absorbent  one  per  at  is  to  be  desired.  Unfor- 
tunately most  particles  which  have  absorbent  surfaces  are  lacking  in  resistance  to  wear 
and  therefore,  notwithstanding  their  superiority  from  the  standpoint  of  coating  them 
with  bitumen,  are  not  suitable  for  heavy  traffic,  more  especially  of  the  iron-tired  variety. 
Where  the  bituminous  cement  used  is  lacking  in  cementing  value  an  absorbent  surface 


"  The  outer  surface  of  the  particles  must  be  firmly  adherent  to  and  form  a  permanent 
part  of  the  particles  themselves  and  must  show  no  tendency  to  scale  off  when  heated. 
Certain  sands  upon  heating  appear  to  form  loosely  adherent  scales  upon  the  surface 
of  their  particles  which  are  not  removed  by  attrition  in  the  mixer  but  which  under  the 
stress  of  traffic  and  atmospheric  changes  in  temperature  become  loose  and  detach 
themselves,  carrying  the  coating  of  bitumen  with  them.  Pavements  laid  with  this 
type  of  sand  have  been  known  to  disintegrate  from  this  cause  alone  within  a  few  weeks 
from  the  time  they  were  laid.  Gravel,  freshly  broken  slag,  and  stone  are  ordinarily 
free  from  this  defect.  Slag  which  is  glassy  does  not  coat  as  well  with  bitumen  as  do 
the  more  basic  slags." 

Maxinram  Site  Stone  in  Bituminous  Concrete  by  Warren  (71b).  "Our  practice  on 
this  point  has  always  been  to  have  the  maximum  sized  stone  in  the  aggregate  40  to 
60%  of  the  thick  was  of  pavement  surface  except  that  on  crushed  stone  or  bituminous 
base  a  larger  sized  stone  may  be  used,  because  a  considerable  portion  of  the  larger  par- 
ticles of  aggregate  will  crowd  into  the  spaces  between  the  coarse,  generally  8-in,  stone 
in  the  foundation  and  in  reality  make  the  total  wearing  surface  60%  greater  than  the 
2  in  specified.  * 


6.    Mineral  Aggregates  for  Class  B  Pavements 

Class  B  bituminous  concrete  aggregates  consist  of  a  certain  number  of 
parte  by  weight  or  volume  of  one  product  of  a  crushing  or  screening  plant, 
and  a  certain  number  of  parts  by  weight  or  volume  of  sand,  broken  stone 
screenings,  or  similar  materials,  with  or  without  a  filler. 
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For  disuiwutm  of  essential  phy- 


sical  properties,  see  Art.  o. 

Sand  and  Filler.     For  discussion  of  different  kinds  of  sands  and  filler  and 
the  essential  physical  properties  thereof,  see  Sect.  17,  Arts.  4  and  5. 

Filer  for  Annettes  by  MuDen  (49c).    "The  iaorgasse  deal  or  filler  m  a  factor  of 

a  grinding  null  to  auch  fincnoai  that  at  kaat  75  <  wul 

Stone  doat  mud  Portland  cemat  are  the  moat  widely  oaed  filler  amain  Jala,  the.  f 

beans  the  most  common  because  the  lower  in  east,  bat  the  latter  bean*;  preferred  by 

on  the  ground  that  it  is  thought  to  make  a  superior  nurture.     When  Portland  cement 

a  employed,  the  difference  in  specific  gravity 

of  the  mineral  aggregate  should  be  taken  into 

figured  by  weight  instead  of  by  volume,  tho  the  latter  would 

if  it  could  he  oaed  with  reasonable  eonvczdenee.     Other  filler 

day.  sssri.  shale,  aioea,  etc.     Many 

for  an  inorganic  dnat  filler,  except  for  routine 

of  dust  that  are  of  the  moat  value  are  thoae  that  would 
i  at  auch  fiiwmaa  of  practical  value  for  laboratory 

of  Aggregates.  The  conclusions  of  the  Spec.  Com.  Mat. 
Road  Cons..  Am.  :Snc.  C.  E.  i 17e^  are  as  fr»Uo*re:  -  Specifications  for  pave- 
ments of  this  class  have  generally  stipulated  that  so  many  parts  of  broken 
stone  or  gravel  and  do  many  parts  of  sand  or  other  fine  material  are  to  be 
nixed  with  a  certain  quantity  of  bit  ominous  cement.  By  the  use  of  this 
specification,  and  with  unusual  supervision,  it  is  practicable  to  secure  a 
fairly  weii-graded  aggregate,  but  in  most  cases  the  mixture  will  be  found  to 
contain  an  excess  of  broken  stone,  with  insufficient  fine  material  to  fill  the 
voids  therein,  and  in  other  cases  it  will  contain  an  excess  of  sand  in  which 
the  hmken  stone  is  held  as  isolated  particles." 

A  typical  sj«e<i£'ra*j  «n  covering  the  mineral  aggregate  of  a  Class  B  pave- 
ment is  as  follow*:  **  The  stone  to  be  used  shall  be  good,  durable  granite, 
trap  rock,  or  limestone,  and  shall  be  the  run  of  the  crusher  p»*«i»g  a  1  }£-in 
ring  and  shall  not  c*»n»ain  more  than  o°>  of  dust.  Clean,  coarse  sand  shall 
be  used  as  a  filler  in  the  proportions  found  necessary  and  approved  by  the 
engineer  in  charge.  The  hrtiTr.Tflous  concrete  shall  hare  the  following 
composition:  Crushed  stone.  53  tc  tfc?^- :  sand.  30  to  37*"^ :  asphalt  cement, 
*  to  V.+':"  In  this  form  of  specif: -arion.  a  rough  attempt  is  made  to  fill 
the  v:  ii*  in  one  prvh^t  of  a  crushing  and  screening  plant  by  a  mortar  of 
sarid  ar/d  asphalt  ceruent.  Alt  ho  a  satisfactory  mix  may  result,  there  is 
no  assuranre  that  a  weli-prr-pM^i  »ned  acgrecate  wili  be  obtained.  As 
explained  zn  Sect.  11.  Art.  6.  the  com;*:isiTk«:  of  broken  atone  products  vary 
to  a  marked  decree  when  lurnxshed  under  the  above  type  of  specification. 
Further,  the  requirement  that  a  definite  percentage  of  coarse  sand  be  used 
is  no  g-uarantee  that  the  sar.i  will  be  eotntxtaed  ^f  The  proper  siaes  to  combine 
with  the  proa~:i  of  lev-ken  stone  whi.-h  the  coe.  tractor  or  producer  will 
famish.  To  se^ire  the  best  tt.tt  obtainable  for  Class  B  pavements,  the 
broken  «t--ne  jr^itiet  should  be  speriaed  as  rer»>niTt>eoded  in  Art-  o,  and 
definite  «•>•?•  -f.  .iti  ns  sh  -uli  be  used  covering  the  sand  and  filler  similar 
v.  th'ia*  :\--Lni  in  :be  si»eci>?at>:'ns  :•-*•  To;*ka  aggregates,  see  Arts.  S  and  17. 

of  rbe  *>?ir^mz  crescrTaeat.  taax  is.  16-meafc  ssatwiai  or  leas.  «f  sewual  aaiiiuaa  of 
aram&Jr*c  csosr+ie  -mrt^c±  bnv  been  under  traiac  for  kauj  laiuugb  Strip  Be  of  Hif  to 
aeKwmsrrsie  i»«cr  f.ind  or  bad  qua'itjes.     Tan  first  four  piv»eu  tu>  be  sufj  good,  sad 

ta*  a:ier  rare  a»£=f  «?estT  at  qul^xj. 


Art.  6 


Mineral  Aggregates  for  Class  B  Pavements 


863 


Passing  200-meah  sieve 
Passing  80-mesh  sieve 
Passing  40-mesh  sieve 
Passing    10-mesh  sieve 


No.  1 


18.8% 
10.8% 
10.6% 
36.8% 
28.0% 


No.  2 


18.9% 
11.6% 
11. 5# 


No.  3 


16.1% 
11.7% 
7.0% 
22.7% 
42.5% 


100.0%    100.0%    100.0%    100.0%    100.0%    100.0% 


No.  4 


21.0% 
10.9% 
26.2% 
19.3% 
22.6% 


No.  5 


18.9% 

4.3% 

6.9% 

50.3% 

20.6% 


No.  6 


16.3% 

3.5% 

5.7% 

54.1% 

20.4% 


"As  far  as  the  coarse  aggregate  is  concerned,  that  is,  all  material  coarser  than  10- 
mesh,  there  were  considerable  variations  in  the  different  samples,  but  the  total  quantity 
was  approximately  the  same,  and  the  variations  seemed  to  have  nothing  to  do  with 
the  success  or  failure  of  the  sample.  Samples  1  to  4  were  successful,  and  they  were  rich 
in  dust  and  reasonably  well  proportioned  in  other  sixes  up  to  10-mesh.  Samples  5  and 
6  were  practically  failures,  and  they  are  seen  to  be  lean  in  dust  with  an  excess  of  40-mesh 
material  not  well  filled  by  the  smaller  sixes." 

Washington,  D.  C,  Aggregates,  as  described  by  Brooke  (28b).  "The  proportions 
of  coarse  and  fine  aggregate  for  the  bituminous  concrete  were  fixed  after  a  number  of 
sieve  tests  of  local  sand  and  trap  rock  at  about  2  parts  by  volume  of  stone  to  1  of  sand, 
to  which  is  added  about  5%  of  dust  to  supply  the  deficiency  in  fine  material  of  the 
stone  aggregate.  The  ingredients  consist  of  crushed  trap  rock  devoid  of  dust  and 
varying  in  size  from  1  in  to  screenings,  sand,  mineral  dust  and  asphaltic  cement.  A 
hard-grained,  moderately  sharp  sand  is  used.  Upon  sifting  at  least  25%  must  be 
caught  on  a  20-mesh  sieve  and  5%  pass  an  80-mesh.  A  deficiency  in  fine  sand  may 
be  corrected  with  mineral  dust,  which  consists  of  fine  Portland  cement  or  limestone 
dust,  at  least  85%  of  which  passes  a  100-mesh  sieve  and  the  whole  of  which  passes  a 
30-mesh. 

"An  apparent  defect  in  this  specification  is  the  lack  of  any  requirement  as  to  grading 
of  the  stone.  It  is  evident  that  the  composition  of  the  mixture  might  vary  within 
wide  limits.  However,  from  Table  I,  showing  the  average  of  the  teats  of  the  mixtures 
actually  laid  in  five  working  seasons,  it  will  be  seen  that  the  aggregate  runs  fairly 
uniform.  The  sand  is  tested  before  use  for  compliance  with  the  specification  for 
that  material  but  no  attempt  is  made  at  selection,  or  separation  or  grading  of  any  sort 
of  the  run-of-crusher  stone.  The  material  below  the  8-mesh  is  fairly  uniform,  due  no 
doubt  to  the  sand  entering  into  this  part  of  the  mixture.  The  Increase  in  material 
passing  100-mesh  from  1910  to  1911  is  due  to  a  change  in  specifications  increasing  the 
amount  of  mineral  dust.  In  the  1910  mixture  only  about  1%  of  dust  was  added,  where- 
as not  less  than  5%  has  been  used  since." 


Table  I. — Average  Grading  of  Bituminous  Concrete  Mixtures,  Washington,  D.  C, 

1910-1914 


Passing  100-mesh  sieve 
80-mesh  sieve 
60-mesh  sieve 
Passing  40-mesh  sieve 
Passing  20-mesh  sieve 
Passing  10-mesh  sieve 
8-mesh  sieve 
4-mesh  sieve 
Wn 
Passing  Ji-in 

1-in 
_        IH-m 
Specific  gravity  of  stone 
Specific  gravity  of  sand . 
Percentage  of  voids  in  aggregate. . 
Percentage  bitumen  soluble  In  CSi 


1910 


3.2% 

1.6% 

6.2% 

10.7% 

10.7% 

1.8% 

0.3% 

2.6% 

19.2% 

30.0% 

13.0% 

1.0% 

2.85 

2.69 

26.40 

7.10 


1911 


7.8% 
1.7% 

$:» 

6.6% 

8.0% 

1.0% 

9.6% 

21-.2% 

18.0% 

20.2% 

0.0 


6.80 


1912 


6.3% 

12% 

3.5% 

7.0% 

8.0% 

4.9% 

1.3% 

9.5% 

26.3% 

18.7% 

12.8% 

0.3% 

2.93 

2.70 

21.98 

6.90 


1913 


8.0% 
1-0% 

3.2% 

6-1I 
18.0% 

10.2% 


8 


3.8 

17 

19.2% 

13.7% 
6.0% 
0.0% 
2.97 
2.70 

20.76 
7.35 


1914 


8.8% 
0.8% 
3 
5. 
12.3% 
8.0% 

14 '.  5% 
25.2% 
17.6% 
0.0% 
0.0% 
2.86 
2.63 
21.39 
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7.    Mineral  Aggregates  for  Class  C  Pavements 

Class  C  bituminous  concrete  aggregates  consist  of  predetermined  me- 
chanically graded  broken  stone,  broken  slag,  gravel  or  shell,  with  or  without 
sand,  Portland  cement,  fine  inert  material,  or  combinations  thereof. 

Broken  Stone,  Broken  Slag  and  Gravel.  For  discussion  of  essential 
physical  properties,  see  Art.  5. 

Sand  and  Filler.  For  discussion  of  different  kinds  of  sands  and  fillers 
and  the  essential  physical  properties  thereof,  see  Art.  6  and  Sect.  17,  Arts. 
4  and  5. 

Composition  of  Topeka  Aggregates.  The  conclusions  of  the  Spec.  Com. 
Mat.  Road  Cons.,  Am.  Soc.  C.  E.  (17e)  are  as  follows: 

"  If  the  Topeka  pavement  specification  embodies  the  grading,  as  con- 
tained in  the  decree  of  1910,  namely: 

Bitumen,  from  7  to  11%; 
Passing  200-mesh  sieve,  from  5  to  11% 
Passing  40-mesh  sieve,  from  18  to  30% 
Passing  10-mesh  sieve,  from  25  to  35% 
Passing  4-mesh  sieve,  from  8  to  22% 
Passing  2-mesh  sieve,  less  than  10% 
special  provisions  should  be  made  in  the  specifications  covering  the  broken 
stone  and  sand  to  be  used,  in  order  to  secure  satisfactory  grading." 

The  above  recommendations  relative  to  the  necessity  of  more  definitely 
specifying  the  composition-  of  Topeka  aggregates  are  based  on  the  wide 
range  of  combinations  of  broken  stone  and  sand,  or  similar  materials,  which 
may  be  used  under  the  1910  decree  formula  and  the  fact  that  many  failures 
have  resulted  from  the  use  of  poorly  graded  mixtures.  Three  forms  of 
specifications  covering  the  Topeka  mineral  aggregates  have  been  used 
successfully. 

1.  The  grading  of  the  broken  stone  and  sand  have  each  been  covered 
by  specific  requirements  and  the  mixed  aggregate  required  to  comply 
with  1910  formula.  As  an  example,  the  following  specifications  are  quoted, 
in  part.  The  broken  stone  shall  pass  a  \i-\n  screen  and  shall  be  so  graded 
that  when  combined  in  a  bituminous  mixture  containing  not  less  than 
30%  of  the  sand  hereafter  specified  shall  produce  a  bituminous  mixture 
complying  with  the  1910  decree  formula.  All  particles  of  the  sand  shall 
pass  a  10-mesh  sieve,  and  shall  contain  at  least  15%  of  material  retained  on 
a  40-mesh  sieve  and  at  least  20%  of  material  that  will  pass  an  80-mesh 
sieve  except  as  hereinafter  provided  for.  If  the  sand  does  not  contain 
the  required  amount  of  fine  material,  mineral  dust  may  be  added  to  make 
up  the  deficiency. 

2.  The  broken  stone  and  sand  have  been  covered  by  general  requirements 
and  the  mixed  aggregate  by  more  detailed  requirements  than  embodied 
in  the  1910  decree  formula.  This  type  of  specification  was  adopted  by  the 
Am.  Soc.  Mun.  Imp.,  see  Art.  8. 

3.  Each  of  the  items,  broken  stone,  sand,  and  mixed  aggregate,  has  been 
covered  by  specific  requirements,  as  in  the  case  of  U.  S.  O.  P  .R.  specifications, 
see  Art.  8. 

Topeka  Pavements  as  Laid  on  Riverside  Drive,  New  York,  and  in  Rochester,  N.  T. 
by  Richardson  (57b).  "A  fine  asphaltic  concrete  surface  was  laid  on  Riverside  Drive 
in  New  York  in  the  autumn  of  1913,  data  in  regard  to  which  are  shown  in  Table  II, 
in  which  column  A  gives  the  average  composition  of  the  surface  mixture  as  laid  on 
the  street,  and  column  B  that  of  the  finer  portion,  excluding  the  particles  of  4  and  2- 
mesh  size  and  the  bitumen,  4%,  which  is  regarded  as  sufficient  to  cover  them. 


Art.  7 
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Table  n. — Proportions  in  Asphaltic  Concrete  Surface  on  Riverside 

Drive,  New  York 

Composition 

A 

B 

110  lb 

Bitumen 

200-mesh 

80-mesh 

40-mesh 

10-mesh 

4-mesh 

2-mesh 

8.9% 
11.9% 
14.5% 
18.6% 
18.9% 
19.1% 

8.1% 

11.1% 

Portland  cement  dost 

1101b 

16.5% 

Sand 

3121b 

20.1% 

5641b 

25.9% 
26.4% 

10961b 

• 

100.0% 

100.0% 

"These  figures  demonstrate  what  the  character  of  the  finer  portion  of  the  mixture 
may  be  regarded  as  a  sheet-asphalt  surface,  to  which  the  stone  or  grit  size  has  been 
added.  It  is  seen  that  this  is  very  satisfactory  from  that  point  of  view,  containing  a 
proper  percentage  of  bitumen  and  filler,  altho  the  material  passing  a  10,  20  and  30-mesh 
sieve  is  high.  It  is  to  be  noted  that  the  mixture  is  much  improved  by  the  fact  that 
the  filler  was  Portland  cement.  It  seems  reasonable  to  believe  that  this  surface  may 
be  regarded  as  the  highest  type  of  one  that  is  stone-filled  or  known  as  fine  asphaltic 
concrete.     The  results  developed  by  service  tests  will  be  of  interest. 

"In  this  connection  it  is  worthy  of  observation  that  a  mixture  of  this  type  is  being 
laid  in  Rochester,  N.  Y.,  at  the  present  time  (1914),  and  has  been  so  used  for  12 
years.  The  Rochester  mixture  closely  resembles  that  on  Riverside  Drive,  containing 
Portland  cement  as  a  filler,  and  has  proved  itself  by  service  tests,  since  the  date 
given,  to  be  entirely  satisfactory.  This  mixture  has  the  composition  shown  in 
Table  III. 

Table  m. — Mixture  Used  at  Rochester,  N.  T. 


Composition 


Bitumen 

200-mesh 

100  and  80-mesh . . 
50  and  40-mesh  .  . 
30,  20  and  10-mesh 


Original 
Mixture 


Finer 
Portion 


8:1} 

15.0% 
38.7% 
22.7% 


99.6%" 


Composition  of  Patented  Bituminous  Concrete  Pavement  Aggregates. 
The  conclusions  of  the  Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc.  C.  E.  (I7e)  are 
as  follows:  "  In  cases  where  patented  bituminous  concrete  pavements  of 
Class  C  are  used,  the  same  fundamental  principles  observed  under  Class  A 
pavements  should  be  followed,  especially  in  the  case  of  covering  in  detail 
the  composition  and  grading  of  the  mineral  aggregate."  The  following 
specification,  as  used  by  a  state  highway  department  to  cover  the  mineral 
aggregate  of  a  patented  pavement,  illustrates  the  indefinite  requirements 
condemned  by  the  committee  of  the  Am.  Soc.  C.  E.  "  The  several  grades 
and  sizes  of  mineral  aggregate  shall  be  accurately  measured  in  proportions 
previously  determined  by  laboratory  tests  to  give  the  best  results,  that  is, 
the  most  dense  mixture  of  mineral  aggregate  and  one  having  inherent  sta- 
bility." The  use  of  the  above  form  of  general  descriptive  specification 
allows  the  contractor  to  furnish  an  aggregate  which  may  vary  in  composition 
between  wide  limits.     Definite  specifications  which  will  control  the  character 
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and  uniformity  of  the  aggregate  of  any  patented  bituminous  concrete  pave- 
ment can  be  prepared  to  cover  any  local  conditions.  For  examples  of 
definite  requirements  covering  aggregates  of  patented  pavements,  see  the 
Bithulithic  specifications  of  Los  Angeles,  Cal.,  Art.  8;  the  Bitulithic  specifi- 
cations of  Portland,  Ore.,  Art.  16;  and  the  Penn.  State  Highway  Dept. 
Warrenite    specifications,    Art.    8. 

Differentiation  of  Bitulithic  and  Warrenite  bituminous  concrete  mixtures.  The 
following  statement  was  prepared  by  George  C.  Warren,  President  of  the  Warren 
Brothers  Co.,  for  the  information  of  the  engineers  enrolled  in  the  Graduate  Course  in 
Highway  Engineering  at  Columbia  University. 

"Bitulithic  and  Warrenite  mixtures  are  both  made  under  the  provisions  of  the  Warren 
patents,  which  the  courts  have  held  'cover  the  product  no  matter  how  produced.' 
Bitulithic  is  designed  to  meet  the  conditions  generally  prevailing  on  city  streets,  and 
Warrenite  is  to  meet  such  conditions  as  may  arise  on  country  roads  so  as  to  meet  the 
physical  and  economic  conditions  and  public  demands  as  to  cost. 

"  Generally  speaking,  Bitulithic  is  mixed  by  a  plant  which  is  too  cumbersome  to  meet 
country  road  conditions,  which  provides  for  combining  the  materials  proportioned  by 
separation  of  sizes  of  the  aggregate,  after  heating,  and  then  recombining  by  weight 
Warrenite  is,  generally  speaking,  mixed  by  a  plant  so  portable  that  it  may  be  set  up 
either  alongside  the  railroad,  along  the  side  of  the  road  being  constructed,  or  in  the 
quarry  or  gravel  bank  from  which  the  bulk  of  the  aggregate  is  being  procured,  as  may 
be  most  economical  in  any  particular  case.  This  plant  is  constructed  on  the  principle 
of  proportioning  the  several  separate  sizes  by  careful  measurement  by  bulk  before 
heating  and  retaining  the  batch  so  measured  as  a  separate  entity  thru  the  process  of 
heating  and  delivery  into  the  mixer  in  which  the  bituminous  cement  is  added. 

"  Generally  speaking,  crushed  stone  predominates  in  the  fine  aggregate  of  Bitulithic 
while  sand  predominates  in  the  fine  aggregate  of  Warrenite;  also,  fine  crushed  stone 
and  sand  respectively  are  correspondingly  used  for  the  seal  coat  aggregate.  In  the  se- 
lection of  quality  of  material,  whether  gravel  or  crushed  stone,  for  the  coarse  aggregate 
a  greater  latitude  is  permitted  in  the  case  of  Warrenite  to  practically  meet  the  conditions 
of  less  opportunity  for  selections  which  are  liable  to  prevail  in  localities  a  considerable 
distance  from  railroad  centers.  This  latitude  is  allowed,  because,  while  the  traffic 
conditions  on  country  road  thorofares  are  in  point  of  weight  and  concentration  of  traffic 
rapidly  becoming  fully  as  severe  as  on  most  city  streets,  there  is  the  important  difference 
that  on  country  roads  generally  the  traffic  is  more  exclusively  of  the  motor  vehicle 
rubber  tire  type  and  consequently  less  exaction  in  physical  properties  of  the  quality 
of  the  stone  forming  the  basis  of  the  aggregate  is  necessary.  Also,  unfortunately > 
many  city  streets  are  abused  by  constant  excessive  sprinkling  or  daily  scoured  by 
pressure  flushing  machines,  a  practice  which  is  more  or  less  injurious  to  any  road  surface, 
while  the  country  roads  are  seldom,  if  ever,  wet  except  by  rainfall;  therefore,  in  cases 
where  the  very  best  quality  of  stone  is  unavailable,  it  would  be  safe  to  use  stone  of 
slightly  lower  quality  in  Warrenite  on  a  country  road,  altho  the  same  quality  stone 
might  not  be  safe  for  use  in  Bitulithic  on  a  city  street." 

8.    Specifications  for  Mineral  Aggregates 

Class  A.    Am.  Soc.  Mun.  Imp.  1917  Specifications  for  Broken  Stone 

Aggregate  are  as  follows: 

"  Quality.  All  broken  stone  shall  be  clean,  rough-surfaced  and  sharp-angled,  of 
compact  texture  and  uniform  grain. 

"Tests.  The  broken  stone  shall  be  subjected  to  abrasion  and  toughness  tests 
conducted  by  the  engineer  in  accordance  with  methods  adopted  by  the  Am.  Soc 
Test.  Mat.,  Aug.  15,  1908.  The  broken  stone  used  for  the  construction  of  the 
wearing  course  shall  show  a  loss  on  abrasion  of  not  more  than  8.5%  or  a  French  co- 
efficient of  wear  of  not  less  than  11.5,  and  its  toughness  shall  not  be  less  13.0. 

"Broken  Stone  for  Mineral  Aggregate.     Broken  stone  for  the  mineral  aggregate 

wearing  course  shall  consist  of  one  product  of  a  stone  crushing  and  screening 

It  shall  conform  to  the  following  mechanical  analysis,  using  laboratory  screens 

circular  openings;    All  of  the  broken  stone  shall  pass  a  l>£-in  screen;    not 
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more  than  10%  nor  less  than  1%  shall  be  retained  upon  a  1-in  screen;  not  more  than 
10%  nor  less  than  3%  shall  pass  a  >tf-in  screen." 

Class  A.  U.  S.  O.  P.  R.  1918  Specifications  for  Broken  Stone  Aggregate 
are  as  follows: 

"  General.    The  broken  stone  shall  consist  of  angular  fragments  of  rock,  excluding 

schist,  shale  and  slate,  free  from  thin  or  elongated  pieces,  soft  or  disintegrated  stone, 

dirt  or  other  objectionable*  matter,  occurring  either  free  or  as  a  coating  on  the  stone. 

"  Physical  Properties.    The  stone  shall  meet  the  following  requirements:     French 

coefficient  of  wear,  not  less  than  8;  toughness,  not  less  than  8. 

41  Chips.  That  portion  of  the  product  of  the  crusher  which,  when  tested  by  means 
of  laboratory  screens,  will  meet  the  following  requirements: 

Passing  M-in  screen,  not  less  than 95% 

Retained  on  )4-m  screen,  not  less  than 85% 

H  Aggregate.  That  portion  of  the  product  of  the  crusher,  which,  when  tested  by 
means  of  laboratory  screens,  will  meet  the  following  requirements: 

Passing  1-in  screen,  not  less  than 95% 

Total  passing  %-in  screen 26  to  76% 

Retained  on  34 -in  screen,  not  less  than 85% 

"  Methods  of  Testing.  Tests  of  the  physical  properties  of  the  rock  and  of  the  sizes  of 
broken  stone  products  shall  be  made  in  accordance  with  the  following  methods: 

1.  French  Coefficient  of  Wear:  Bui.  U.  S.  Dept.  Agr.,  347,  p.  5. 

2.  Toughness:    Bui.  U.  S.  Dept.  Agr.,  847,  p.  15. 
8.  Size:    Bui.  U.  S.  Dept.  Agr.,  555,  p.  82. 

MNotes:  This  specification  is  intended  to  cover  stone  to  be  used  in  the  construction 
of  c  bituminous  concrete  wearing  course  and  seal  coat.  The  broken  stone  aggregate 
for  the  concrete  proper  is  a  single  size  of  crusher  product  with  no  exact  grading  limita- 
tions. It  may,  therefore,  produce  what  is  commonly  known  as  an  open  mix,  and  will 
carry  from  5  to  7%  bitumen.  Such  mixture  may  be  placed  on  a  well  compacted  broken 
■tone  or  gravel  foundation  or  a  cement-concrete  foundation  so  as  to  produce,  after 
rolling,  a  wearing  course  2  in  in  depth.  A  seal  coat  of  bituminous  material  should  then 
be  applied  and  covered  with  chips  in  sufficient  quantity  to  take  up  all  excess  of  bitumen." 
Class  B.  TJ.  S.  O.  P.  R.  1918  Specifications  for  Mineral  Aggregate  of 
Broken  Stone,  Sand  and  Filler  are  as  follows: 

"  Broken  Stone.  General.  The  broken  stone  shall  consist  of  angular  fragments 
of  rock,  excluding  schist,  shale,  and  slate,  free  from  thin  or  elongated  pieces,  soft  or 
disintegrated  stone,  dirt  or  other  objectionable  matter,  occurring  either  free  or  as  a 
coating  on  the  stone. 

"Physical  Properties.  The  stone  shall  meet  the  following  requirements:  French 
coefficient  of  wear,  not  less  than  8;  toughness,  not  less  than  8. 

"Chips.  That  portion  of  the  product  of  the  crusher  which,  when  tested  by  meanB 
of  laboratory  screens,  will  meet  the  following  requirements: 

Passing  ^a-in  screen,  not  less  than 95% 

Retained  on  %-\n  screen,  not  less  than 85% 

"Coarse  Aggregate.  That  portion  of  the  crusher  which,  when  tested  by  means 
of  laboratory  screens,  will  meet  the  following  requirements: 

Passing  1-in  screen,  not  less  than 95% 

Total  passing  ^-in  screen 25  to  75% 

Retained  on  H-vn  screen,  not  less  than 85% 

"Sand.  General.  The  sand  for  fine  aggregate  shall  be  composed  of  sound, 
durable  stone  particles,  free  from  a  coating  of  clay  or  loam. 

"Grading.  When  tested  by  means  of  laboratory  screens  and  sieves,  the  sand  shall 
meet  the  following  requirements: 

Passing  M-ui  screen 100% 

Total  passing  40-mesh  sieve 30  to    70% 

Retained  on  200-mesh,  not  less  than 90% 

"Mineral  Filler.  General.  The  mineral  filler  shall  consist  of  limestone  dust, 
dolomite  dust,  Portland  cement  or  natural  cement.  It  shall  be  free  from  foreign  or 
other  objectionable  material. 

"Fineness.  When  tested  by  means  of  laboratory  sieves,  the  mineral  filler  shall 
meet  the  following  requirements: 
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Purine  80-mesh  sieve 100% 

Total  passing  200-mesh  sieve,  not  less  than 65% 

"Methods  of  Testing.  Tests  of  the  physical  properties  of  the  rock  and  of  the 
size  or  mechanical  analysis  of  broken  stone,  sand  and  mineral  filler  shall  be  made  in 
accordance  with  the  following  methods: 

1.  French  Coefficient  of  Wear:     Bui.  U.  S.  Dept.  Agr.,  847,  p.  5. 

2.  Toughness:     Bui.  U.  S.  Dept.  Agr.,  347,  p.  15. 

8.  Size  of  Broken  Stone:     Bui.  U.  S.  Dept.  Agr.,  555,  p.  82. 

4.  Mechanical  Analysis  of  Sand  and  Mineral  Filler:  Bui.  U.  S.  Dept.  Agr.,  555,  p.  88. 
"Notes:  This  specification  is  intended  to  cover  the  mineral  constituents  of  a 
roughly  proportioned  bituminous  concrete  consisting  of  from  45  to  60%  broken  stone 
coarse  aggregate,  from  80  to  45%  sand  or  fine  aggregate,  from  8  to  5%  mineral  filler, 
and  from  6  to  8%  bitumen.  It  should  preferably  be  placed  upon  a  cement-concrete 
foundation  so  as  to  produce,  after  rolling,  a  wearing  course  2  in  in  depth.  A  seal  coat 
of  bituminous  material  should  then  be  applied  and  covered  with  chips  in  sufficient 
quantity  to  take  up  all  excess  of  bitumen." 

Class  B.  Cleveland,  1917  Specifications  for  an  Aggregate  of  Broken 
Stone,  Sand  and  Dust. 

"  Description.  The  mineral  aggregate  shall  consist  of  a  mixture  of  broken  Ho—cnur 
limestone,  or  other  limestone  equally  as  good,  trap  rock  or  granite,  and  sand,  to  which 
shall  be  added  a  small  quantity  of  stone  dust  or  Portland  cement. 

"  Sizes.  The  stone  shall  vary  in  size  from  that  passing  a  l^-in  screen  to  as  small  as 
that  held  on  a  >£-in  screen.  The  dust  or  fine  screenings  shall  be  removed  from  the  stone. 
"The  sand  shall  be  hard-grained,  moderately  sharp,  free  from  loam  or  other  foreign 
material  and  varying  in  size  from  that  passing  a  H-in  screen  to  dust  pawning  a  200- 
mesh  sieve.  There  shall  not  be  over  5%  passing  the  200-mesh  sieve  and  there  shall 
not  be  over  80%  held  on  the  10-mesh  sieve. 

"The  dust  which  shall  be  added  to  the  mixtures  shall  be  either  a  Portland  cement 
or  ground  limestone. 

"  The  Proportions  of  the  various  ingredients  composing  the  bituminous  concrete 
shall  be  approximately  8  parts  of  stone  to  2  parts  of  sand,  to  which  shall  be  added 
bituminous  cement  sufficient  so  that  from  7  to  10%  by  weight  of  the  mixture  shall 
be  bitumen  soluble  in  carbon  disulphide.  The  stone  dust  or  Portland  cement  added 
to  the  mixture  shall  be  in  such  quantities  that  a  screening  of  the  whole  aggregate  shall 
not  show  more  than  6%  by  weight  passing  a  200-mesh  sieve." 

Class  C.  Form  of  Specifications  for  Topeka  Coarse  and  Fine  Aggregates 
adopted  at  the  first  conference  of  State  Highway  Testing  Engineers  and 
Chemists  held  at  the  U.  S.  O.  P.  R.  in  Feb.,  1917  (67c) : 

"Coarse  Aggregate.     Genbral.     The  broken  stone  for  coarse  aggregate  shall 
consist  of  angular  fragments  of  (insert  types  allowable),  free  from  thin  or  elongated 
pieces,   soft  or  disintegrated  stone,  dirt,  or  other  objectionable  matter,  occurring 
either  free  or  as  a  coating  on  the  stone. 
"Physical  Propbrtibs.    The  stone  shall  meet  the  following  requirements: 

Percent  of  wear not  more  than 

or  French  coefficient not  less    than 

"Hardness not  less    than 

Toughness not  less    than 

♦Absorption not  more  than 

"  Grading.  The  broken  stone  for  coarse  aggregate,  when  tested  by  means  of 
laboratory  screens,  shall  meet  the  following  requirements: 

Passing  (the  largest  size  selected)  . .  in  screen 100% 

Passing  (the  largest  size  selected)    . .   in  screen  and 
retained  on  (the  second  largest  size  selected)  . .  in 

screen %to....% 

fPassing,  etc, 

*  Tests  recommended  by  the  conference,  which  it  may  be  desirable  to  omit  in  some 
Instances. 

__fThe  number  and  sizes  of  screens  may  be  continued  as  desired  by  the  engine 
"""■  ~^quirement  should  be: 

TO-mesh  sieve not  more  than %. 
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"  Method  op  Sampling.    Stone  shall  be  sampled  for  quality  and  grading  in  accord- 
ance with  the  method  described  on  page   ,  paragraphs  ,  of  these 


"  Methods  of  Testing.    Tests  of  the  physical  properties  and  grading  of  the  stone 

shall  be  made  in  accordance  with  the  methods  described  on  pages of  these 

specifications,  tests  Nos. 

"Fine  Aggregate.  General.  The  fine  aggregate  shall  be  composed  of  sound, 
durable  particles  of  stone  or  sand.  The  particles  shall  be  free  from  a  coating  of  clay 
or  loam. 

"Grading.  The  broken  stone  or  sand  for  fine  aggregate,  when  tested  by  means 
of  laboratory  sieves,  shall  meet  the  following  requirements: 

Passing    10-mesh  sieve not  less  than ...  % 

Passing    10-mesh  and  retained  on    40-mesh  sieve %  to % 

Passing    40-mesh  and  retained  on    80-mesh  sieve %  to % 

80-mesh  and  retained  on  200-mesh  sieve %  to % 

200-mesh  sieve %  to %." 

Class  C.  Am.  Soc.  Mun.  Imp.  Specifications  for  Topeka  Mineral  Aggre- 
gate, as  adopted  in  1916,  are  as  follows: 

44  General.  The  mineral  aggregate  shall  consist  of  a  mixture  of  broken  stone  and 
sand,  to  which  shall  be  added  as  required,  stone  dust  or  Portland  cement. 

"  Broken  Stone.  Any  sound,  durable  stone,  either  trap  rock,  limestone  or  granite, 
nsually  considered  suitable  for  macadam,  may  be  used.  It  should  be  broken  as  nearly 
cubical  as  practicable.  It  should  not  show  distinct  planes  of  cleavage  or  crystalline 
faces  and  should  not  readily  crush  or  split  under  the  roller  when  being  rolled  in  the 
pavement.  Between  two  kinds  of  stone,  choice  should  generally  be  made  of  the  one 
showing  the  greater  toughness  rather  than  hardness.  A  certain  percentage  of  absorp- 
tion, such  as  is  shown  by  the  better  grades  of  limestone,  is  a  desirable  quality,  as  the 
bonding  strength  of  the  cement  is  somewhat  improved  thereby. 

44  The  Sand  shall  be  hard-grained,  moderately  sharp,  free  from  loam  or  other  foreign 
material  and  varying  in  size  from  that  passing  a  M-in  screen  to  dust  passing  a  200- 
meah  sieve,  and  there  should  not  be  over  10%  held  on  the  10-mesh  sieve,  nor  over 
6%  passing  the  200-mesh  sieve. 

44  Dust  in  the  form  of  finely  ground  stone  or  Portland  cement  may  be  added  to  the 
mixture,  but  in  such  quantities  that  the  screenings  of  the  total  ingredients  entering 
into  the  mix  shall  in  no  case  show  over  10%  by  weight  passing  a  200-mesh  sieve. 

44  The  Proportions  of  the  various  ingredients  composing  the  bituminous  concrete 
shall  be  as  follows: 

Bitumen 7  to    9% 

Passing  200-mesh  sieve 7  to  10% 

Passing    80-mesh  sieve,  but  retained  on  a  200 10  to  20% 

Passing    40-mesh  sieve,  but  retained  on  an  80 10  to  25% 

Passing    20-mesh  sieve,  but  retained  on  a    40 10  to  25% 

Passing     8-mesh  sieve,  but  retained  on  a    20 10  to  20% 

Passing     4-mesh  sieve,  but  retained  on  an    8 15  to  20% 

Passing     2-mesh  sieve,  but  retained  on  a     4 5  to  10% 

"The  minimum  amount  of  bitumen  allowed  shall  be  used  only  in  mixtures  contain- 
ing the  minimum  total  passing  the  80-mesh.  The  percentage  of  bitumen  must  be 
increased  above  the  minimum  as  the  total  passing  the  80-mesh  increases. 

"The  item  designated  as  dust  includes,  in  addition  to  the  stone  dust  or  Portland 
cement  that  may  be  added,  such  fine  sand  passing  a  200-mesh  sieve  as  may  be  found 
self-contained  in  the  sand  to  be  used,  and  such  200-mesh  mineral  as  may  be  self-con- 
tained in  the  refined  asphalt." 

Class  C.  U.  S.  O.  P.  R.  1918  Specifications  for  Modified  Topeka  Ag- 
gregate are  as  follows: 

"Broken  Stone.  General.  The  broken  stone  shall  consist  of  angular  fragments 
of  rock,  excluding  schist,  shale  and  slate,  free  from  thin  or  elongated  pieces,  soft  or 
disintegrated  stone,  dirt,  or  other  objectionable  matter,  occurring  either  free  or  as  a 
coating  on  the  stone. 

"Size.  It  shall  be  that  product  of  the  crusher  which,  when  tested  by  means  of 
laboratory  screens,  will  meet  the  following  requirements: 
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Passing  %-in  screen,  not  less  than 95% 

Retained  on  M-\n  screen,  not  less  than 20% 

"Sand.  General.  The  sand  shall  be  composed  of  sound,  durable  stone  particles, 
free  from  a  coating  of  clay  or  loam. 

"Size.  When  tested  by  means  of  laboratory  screens  and  sieves,  the  sand  shall 
meet  the  following  requirements: 

Passing  J^-in  screen , 100% 

Retained  on  200-mesh  sieve,  not  less  than 90% 

"Mineral  Filler.  General.  The  mineral  filler  shall  consist  of  limestone  dust, 
dolomite  dust,  Portland  cement,  or  natural  cement.  It  shall  be  free  from  foreign  or 
other  objectionable  material. 

"Fineness.  When  tested  by  means  of  laboratory  sieves,  the  mineral  filler  shall 
meet  the  following  requirements: 

Passing  30-mesh  sieve 100% 

Total  passing  200-mesh  sieve,  not  less  than 65% 

"Total  Mineral  Aggregate.  General.  The  total  mineral  aggregate  shall 
consist  of  a  uniform  mixture  of  the  broken  stone,  sand  and  mineral  filler,  the  required 
grading  of  each  being  such  as  to  produce,  when  properly  proportioned,  a  mixture 
conforming  to  the  following  limitations  for  grading.  The  exact  proportion  of  each 
constituent  producing  a  total  mineral  aggregate  within  these  limitations  shall  be  aa 
directed  by  the  engineer. 

"Grading.  When  tested  by  means  of  laboratory  screens  and  sieves,  the  total 
mineral  aggregate  shall  meet  the  following  requirements: 

Passing    H-in  screen  and  retained  on  \i-xn  screen 5  to  10% 

Passing    H-in  screen  and  retained  on  10-mesh  sieve 11  to  25% 

Passing    10-mesh  sieve  and  retained  on  40-mesh  sieve 7  to  25% 

Passing    40-mesh  sieve  and  retained  on  80-meah  sieve 1 1  to  86% 

Passing    80-mesh  sieve  and  retained  on  200-mesh  sieve ....     10  to  25% 

Passing  200-mesh  sieve 5  to  11% 

"Methods  of  Testing.  Tests  of  the  size  or  mechanical  analysis  of  broken  stone, 
sand,  and  mineral  filler  shall  be  made  in  accordance  with  the  following  methods: 

1.  Size  of  Broken  Stone:     Bui.  U.  S.  Dept.  Agr.,  555,  p.  32. 

2.  Mechanical  Analysis  of  Sand  and  Mineral  Filler:     Bui.  U.  S.  Dept.  Agr.,  555,  p.  33. 

3.  Grading  of  Total  Mineral  Aggregate:     Bui.  U.  S.  Dept.  Agr.,  555,  pp.  32  and  33. 

"  Notes :  This  specification  is  intended  to  cover  the  mineral  constituents  and  grading 
for  bituminous  concrete  of  a  modified  Topeka,  or  stone-filled  sheet-asphalt  type.  It 
is  so  drawn  that  from  10  to  50%  of  broken  stone  will  be  required  and  the  mixture  of 
very  fine  broken  stone  and  sand  will  possess  a  satisfactory  sheet-asphalt  grading.  Such 
an  aggregate  will  carry  from  7  to  11%  of  bitumen.  It  should  preferably  be  placed 
upon  a  cement-concrete  foundation  to  a  compacted  depth  of  2  in.  No  seal  coat  will 
ordinarily  be  required." 

Class  C.  Perm.  State  Highway  Dept.  1917  Specifications  for  Warrenite 
Mineral  Aggregate. 

"The  Warrenite  surface  paving  mixture  shall  consist  bf  approved  crushed  stone, 
with  or  without  the  addition  of  sand,  graded  in  the  following  proportions  so  as  to  give 
the  wearing  surface  a  useful  degree  of  density,  rigidity,  inherent  stability  and  freedom 
from  voids: 

Material  passing  a  lj^-in  screen  and  retained  oi  a  2-meah 

sieve 40  to  60% 

Material  passing  a  2-mesh  sieve  and  retained  on  a  4-mesh 

sieve 10  to  20% 

Material  passing  a  4-mesh  sieve  and  retained  on  a  10-mesh 

sieve 10  to    6% 

Material  passing  a  10-mesh  sieve  and  retained  on  a  80-mesh 

sieve 10  to    5% 

Material  passing  a  80-mesh  sieve,  at  least  25%  of  which 

will  pass  a  200-mesh  sieve 10  to    5% 

*«*  balance  to  pass  a  30-mesh  sieve  and  be  retained  on  a  60-mesh  sieve." 

C.    Los  Angeles,  Cal.,  1917  Specifications  for  Bitulithic  Mineral 
te. 
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"Upon  the  foundation,  previously  prepared  and  thoroly  swept  free  from  all  rubbish, 
shall  be  laid  the  Bitulithic  wearing  surface  composed  of  a  mixture  of  broken  stone, 
sand,  atone  dust  and  Bitulithic  Waterproof  Cement,  in  sufficient  quantities  to  make 
the  mixture  conform  to  the  following  proportions  by  weight: 

Passing     1^-in  screen  and  retained  on  a  1-in  screen 10  to  15% 

Passing         1-in  screen  and  retained  on  a  H-in  screen 26  to  85% 

Passing       M-"i  screen  and  retained  on  a  M-in  screen 12  to  20% 

Passing       #-in  screen  and  retained  on  a  10- mesh  sieve. .. .      8  to  12% 

Passing  a    10-mesh  and  retained  on  a  200-mesh  sieve 24  to  82% 

Passing  a  200-mesh  sieve 4  to    7% 

Bitulithic  Waterproof  Cement 7  to    9.6% 

"From  60%  to  80%  of  the  aggregate  passing  a  10-mesh  sieve  shall  pass  a  40-mesh 
sieve  and  from  15  to  80%  of  the  sand  shall  pass  an  80-mesh  sieve." 

For  additional  specifications  for  mineral  aggregates  of  bituminous  con- 
cretes of  Classes  A,  B,  and  C,  see  Arts.  13,  15  and  17,  respectively. 

9.    Bituminous  Cements 

The  bituminous  cements  which  have  been  used  successfully  in  the  con- 
struction of  bituminous  concrete  pavements  include  asphalt,  water-gas  tar 
and  coal  tar  cements,  and  cements  which  are  combinations  of  refined  tars, 
and  combinations  of  refined  tars  and  asphalts. 

Bituminous  Cements  for  Class  A  Aggregates.  All  of  the  types  of  bitu- 
minous cements  enumerated  have  been  used  in  the  construction  of  Class  A 
pavements.  If  unheated  aggregate  is  used,  very  good  results  have  been 
obtained  with  all  the  different  types'except  asphalt  cements.  With  unheated 
road  metal  it  is  not  usually  practicable  to  coat  the  unheated  aggregate 
with  the  most  efficacious  grades  of  asphalt  cement.  For  light  traffic  high- 
ways, however,  successful  results  have  been  secured  by  using  a  cut-back 
asphalt  cement.  Except  for  the  so-called  cold  patching  methods  used  in 
maintenance  work,  heated  aggregates  should  always  be  used  if  machine 
mixing  methods  are  employed,  thus  permitting  the  use  of  the  most  suitable 
types  and  grades  of  bituminous  cements. 

Bituminous  Cements  for  Seal  Coats  of  Class  A  Pavements.  Conclusions, 
Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc.  C.  E.  (I7e).  "Experience  has  demon- 
strated that  the  most  efficacious  bituminous  concrete  pavements  of  Class  A 
are  constructed  by  using  suitable  asphalt  cements  or  refined  tars  in  the 
mix,  and  asphalt  cements  for  seal  coats.  Satisfactory  results  will  be  secured 
when  tar  cements  are  used  for  seal  coats,  but  the  surface  must  be  retreated 
more  frequently  than  when  asphalt  cements  are  used." 

Results  op  Rhode  Island  and  New  York  City  Service  Tests  with 
Seal  Coats.  In  1909  a  series  of  service  test  sections  was  constructed  on  a 
Rhode  Island  state  road  subjected  to  mixed  traffic  of  about  100  horse-drawn 
vehicles  and  from  250  to  300  motor-cars  per  day,  many  of  the  motor-vehicles 
being  of  the  large  touring-car  type  and  traveling  at  high  speeds.  These 
experimental  sections  were  constructed  to  determine  the  most  economical 
and  satisfactory  bituminous  material  to  be  used  for  the  cement  in  the  mix 
and  for  the  seal  coat  for  bituminous  concrete  pavements  subjected  to  the 
above  class  of  traffic.  Asphalt  cement,  refined  water-gas  tar,  refined  coal  tar 
and  combinations  of  refined  coal  tar  and  asphalt  were  employed  in  the 
construction  of  the  sections.  In  each  section,  the  same  material  was  used 
for  the  binder  and  the  seal  coat,  except  in  one  section  in  which  coal  tar 
was  used  in  the  mix  and  asphalt  cement  for  the  seal  coat.  The  results 
secured  from  these  experiments,  based  upon  an  examination  in  1912,  indicate 
that  for  this  class  of  combination  traffic  or  for  horse-drawn  vehicle  or  iron- 
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tired  traffic  exclusively,  the  seal  coat  generally  should  consist  of  an  asphalt 
cement,  as  being  more  economical  and  efficacious  than  refined  tar,  or  a  com- 
bination of  refined  tar  and  asphalt.  I.  W.  Patterson,  Chief  Engineer,  State 
Board  of  Public  Roads  of  Rhode  Island,  states  (53a),  as  a  result  of  in- 
vestigations made  in  1914,  that  "  it  was  shown  conclusively  that  a  seal  coat 
of  asphalt  is  much  more  permanent  than  a  seal  coat  of  refined  tar,  altho 
the  refined  tars  gave  excellent  results  as  far  as  their  binding  of  the  mineral 
aggregate  was  concerned. 

The  same  conclusion  has  been  reached  as  the  results  of  service  test  sections 
constructed  in  the  Borough  of  Queens,  New  York  City,  in  1911.  In  this 
instance  a  bituminous  concrete,  with  tar  used  as  the  cement  and  seal  coat, 
required  retreatment  with  a  seal  coat  in  1912,  while  the  section  constructed 
with  tar  cement  in  the  mix  and  an  asphalt  cement  as  the  seal  coat  did  not 
require  a  new  seal  coat  when  inspected  in  1916.  See  Art.  23  for  record  of 
maintenance  and  traffic  data  pertaining  to  the  Borough  of  Queens  sections. 

Bituminous  Cements  for  Classes  B  and  C  Pavements.  Asphalt  and  tar 
cements  have  been  used  in  the  construction  of  most  of  the  types  of  Class  B 
and  Class  C  pavements  since  1910.  Variation  in  practice  is  well  illustrated 
by  the  use  of  both  tars  and  asphalt  cements  in  the  construction  of  Topeka 
pavements.  Tar  concrete  pavements,  similar  in  composition  to  the  Topeka 
pavement  were  constructed  in  Washington,  D.  C,  Pittsburgh,  Pa.  and  the 
New  England  states  between  1870  and  1895.  After  the  1910  decree  was 
announced,  practically  all  Topeka  pavements  were  constructed  with  asphalt 
cements  due,  without  doubt,  to  its  similarity,  in  part,  to  the  sheet-asphalt 
pavement.  Since  1913,  tar  cements  have  been  used  in  the  construction  of 
Topeka  pavements  in  several  cities  of  the  Middle  West  and  also  in  cities 
of  New  England,  and  in  1916  the  Am.  Soc.  Mun.  Imp.  incorporated  alternate 
specifications  for  asphalt  and  tar  cements  in  its  Topeka  pavement  specifi- 
cations. 

Bitumen  Content  in  Wearing  Course  Mixtures.  In  specifications  and 
records  of  work  the  bitumen  content  of  bituminous  concretes  is  expressed 
in  one  of  two  ways:  First,  as  the  number  of  gallons  per  square  yard  or 
cubic  yard  of  mineral  aggregate;  and,  secondly,  as  a  certain  percentage  by 
weight  of  the  wearing  course  mixture.  The  latter  method  is  more  accurate 
and  definite,  and  is  generally  employed.  It  is  apparent  that  the  amount  of 
bituminous  cement  used  by  the  second  method  materially  depends  upon  the 
specific  gravities  of  both  the  mineral  aggregate  and  the  bituminous  cement, 
see  Sect.  12,  Art.  44. 

Forms  of  Reports  for  Bituminous  Cements.    See  Sect.  15,  Art.  7. 

Sources,  Manufacture,  Physical  and  Chemical  Properties,  Tests,  Trans- 
portation, Storage,  and  Inspection  of  Bituminous  Materials.     See  Sect.  12. 

Toughness  of  Bituminous  Aggregates.  Reeve  and  Lewis  (56)  have  drawn  the 
following  conclusions  from  concurrent  field  and  laboratory  investigations;  using 
standard  toughness  cylinders  composed  of  8  to  50-mesh  rock  mineral  aggregates  and 
bituminous  cements,  which  were  tested  in  a  Page  impact  machine  with  a  500-g  hammer. 
"  (1)  The  toughness  of  bituminous  aggregates  in  which  a  given  bituminous  material 
is  used  will  not  be  the  same  for  every  type  of  rock.  (2)  Tests  of  laboratory  specimens 
can  be  directly  correlated  with  results  in  service.  (3)  The  difference  in  behavior  of  the 
various  rock  types  can  not  be  directly  attributed  to  any  of  the  routine  physical  test 
values  of  the  rock,  but  appears  to  be  due  largely  to  differences  in  the  surface  character 
of  the  rock  particles.  (4)  While  relatively  soft  or  fluid  bitumens  may  yield  satisfac- 
tory results  in  bituminous  concrete  with  some  types  of  rock,  their  use  with  other  types 
"» \aad  to  failure  of  the  road  surface.  (5)  The  impact  or  toughness  test  of  bituminous 
>tes  offers  possibilities  as  a  means  of  determining  in  advance  the  relative  behavior 
ce  of  bituminous  concretes." 
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10.    Specifications  for  Bituminous  Cements 

Am.  Soc.  Mun.  Imp.  1917  Specifications  for  Bituminous  Cements  to  be 
Used  with  a  Mineral  Aggregate  Consisting  of  One  Product  of  a  Stone 
Crushing  and  Screening  Plant: 

"General.  The  asphalt  cement  or  refined  tar  used  in  the  construction  of  the 
wearing  course  of  the  bituminous  concrete  pavement  shall  conform  with  either  one 
of  the  specifications  covering  the  chemical  and  physical  properties  of  bituminous 
cements  designated  Asphalt  Cement  A,  B,  C,  D  and  E,  and  Refined  Tar  F  and  G. 
If  asphalt  cement  is  used  in  the  bituminous  concrete  wearing  course,  the  same  asphalt 
cement  shall  be  used  for  the  seal  coat.  If  refined  tar  is  used  in  the  bituminous  concrete 
wearing  course,  an  asphalt  cement  shall  be  used  in  the  seal  coat  and  shall  conform 
with  either  one  of  the  specifications  covering  the  physical  and  chemical  properties  of 
asphalt  cements,  designated  Asphalt  Cement  H,  K  and  L. 

"  Previous  Service.  The  contractor  will  be  required  to  show,  to  the  satisfaction 
of  the  engineer,  that  the  company  manufacturing  the  asphalt  cement  or  refined  tar 
he  proposes  to  use  under  a  given  specification  has,  for  a  period  of  at  least  2  years, 
manufactured  asphalt  cement  or  refined  tar  in  a  thoroly  equipped  plant,  and  that 
asphalt  cement  or  refined  tar  manufactured  of  bituminous  material  obtained  from  a 
similar  source  to  that  which  he  proposes  to  use,  shall  have  been  in  continuous  and 
successful  use  for  a  period  of  at  least  2  years  in  bituminous  pavements  constructed 
by  the  mixing  method  previous  to  the  date  of  the  letting  in  which  his  proposal  was 
submitted. 

"Asphalt  Cement  A  optional  with  asphalt  cements  B,  C,  D,  E,  and  refined  tars 
Fsnd  G. 

1.  The  asphalt  cement  shall  be  homogeneous,  free  from  water  and  shall  not  foam 
when  heated  to  177°  C  (350°  F). 

2.  It  shall  show  a  flash  point  of  not  less  than  205°  C  (400°  F). 

ft.  Its  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  less  than  0.970 
nor  more  than  1.000. 

4.  When  tested  with  a  standard  No.  2  needle  by  means  of  a  Dow  penetrometer, 
or  other  penetrometer  giving  the  same  results  as  the  Dow  machine,  it  Bhall  show  pene- 
trations within  the  following  limits  (or  the  conditions  stated,  the  penetrations  being 
expressed  in  hundredths  of  a  centimeter:  100  g  load,  5  sec,  at  25°  C  (77°  F),  from 
75  to  90;  200  g  load,  1  min,  at  4°  C  (39°  F),  not  less  than  35;  50  g  load,  5  sec,  at  46°  C 
(115°  F),  not  more  than  250. 

&  Its  melting  point  as  determined  by  the  cube  method  shall  be  not  less  than  65°  C 
(131°  F). 

6.  When  50  g  of  the  material  is  maintained  at  a  uniform  temperature  of  163°  C 
(325°  F)  for  5  hr  in  an  open  cylindrical  tin  dish,  5^  cm  (about  2,%  in)  in  diameter, 
with  vertical  sides  measuring  approximately  3^  cm  (about  13^  in)  in  depth,  the 
loss  in  weight  shall  not  exceed  1%  of  the  original  weight  of  the  sample. 

The  penetration  of  the  residue,  when  tested  as  described  in  clause  (4)  with  a  standard 
No.  2  needle  under  a  load  of  100  g,  for  5  sec  at  25°  C  (77°  F)  shall  be  not  less  than 
one-half  the  penetration  of  the  original  material  tested  under  the  same  conditions. 

7.  Its  bitumen  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature  shall  not  be  less  than  99.5%. 

8.  It  shall  be  soluble  in  chemically  pure  carbon  tetrachloride  at  room  temperature 
to  the  extent  of  not  less  than  99.5%  of  its  bitumen  as  determined  by  clause  (7). 

9.  It  shall  be  soluble  in  86°  to  88°  B  paraffin  naphtha,  at  least  85%  distilling  between 
40°  and  65°  C  (104°  and  181°  F),  to  the  extent  of  not  less  than  70%  nor  more  than 
80%  of  its  bitumen  as  determined  by  clause  (7). 

10.  It  shall  yield  not  less  than  8%  nor  more  than  12%  of  fixed  carbon. 
"Asphalt  Cement  B  optional  with  asphalt  cements  A,  C,  D,  E,  and  refined  tars 
FandG. 

1.  The  asphalt  cement  shall  be  homogeneous,  free  from  water  and  shall  not  foam 
when  heated  to  177°  C  (850°  F). 

2.  It  shall  show  a  flash  point  of  not  less  than  205°  C  (400°  F). 

3.  Its  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  less  than  1.000 
nor  more  than  1.030. 
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4.  When  tested  with  a  standard  No.  2  needle  by  means  of  a  Dow  penetrometer, 
or  other  penetrometer  giving  the  same  results  as  the  Dow  machine,  it  shall  show 
penetrations  within  the  following  limits  for  the  conditions  stated,  the  penetrations 
being  expressed  in  hundredths  of  a  centimeter:  100  g  load,  5  sec,  at  25°  C  (77°  F), 
from  90  to  100;  200  g  load,  1  min,  at  4°  C  (89°  F),  not  less  than  30. 

5.  Its  melting  point  as  determined  by  the  cube  method  shall  be  not  less  than  50°  C 

(122°  F). 

6.  When  50  g  of  the  material  is  maintained  at  a  uniform  temperature  of  168°  C 
(325°  F)  for  5  hr  in  an  open  cylindrical  tin  dish,  5M  cm  (about  2J4  in)  in  diameter, 
with  vertical  sides  measuring  approximately  8H  cm  (about  1H  in)  in  depth,  the  loss 
in  weight  shall  not  exceed  1%  of  the  original  weight  of  the  sample. 

The  penetration  of  the  residue,  when  tested  as  described  in  clause  4  with  a  standard 
No.  2  needle  under  a  load  of  100  g,  for  5  sec  at  25°  C  (77°  F)  shall  be  not  leas  than 
one-half  the  penetration  of  the  original  material  tested  under  the  same  conditions. 

7.  Its  bitumen  as  etermined  by  its  solubility  in  chemically  pure  carbon  bisulphide 
at  room  temperature  shall  not  be  less  than  99.5%. 

8.  It  shall  be  soluble  in  chemically  pure  carbon  tetrachloride  at  room  temperature 
to  the  extent  of  not  less  than  99.5%  of  its  bitumen  as  determined  by  clause  (7). 

9.  It  shall  be  soluble  in  86°  to  88°  B  paraffin  naphtha,  at  least  85%  distilling  between 
40°  and  66°  C  (104°  and  131°  F),  to  the  extent  of  not  less  than  72%  nor  more  than 
78%  of  its  bitumen  as  determined  by  clause  (7). 

10.  It  shall  yield  not  less  than  11%  nor  more  than  15%  of  fixed  carbon. 
4 'Asphalt  Cement  C  optional  with  asphalt  cements  A,  B,  D,  E,  and  refined  tars  F 
and  G. 

1.  The  asphalt  cement  shall  be  homogeneous,  free  from  water  and  shall  not  foam 
when  heated  to  177°  C  (350°  F). 

2.  It  shall  show  a  flash  point  of  not  less  than  205°  C  (400°  F). 

3.  Its  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  less  than  1.080 
nor  more  than  1.040. 

4.  When  tested  with  a  standard  No.  2  needle  by  means  of  a  Dow  penetrometer, 
or  other  penetrometer  giving  the  same  results  as  the  Dow  machine,  it  shall  show 
penetrations  within  the  following  limits  for  the  conditions  stated,  the  penetrations 
being  expressed  in  hundredths  of  a  centimeter:  100  g  load,  6  sec,  at  25°  C  (77°  F), 
from  70  to  90;  200  g  load,  1  min,  at  4°  C  (39°  F),  not  less  than  10. 

5.  Its  melting  point  as  determined  by  the  cube  method  shall  be  not  less  than  45°  C 
(113°  F). 

6.  When  60  g  of  the  material  is  maintained  at  a  uniform  temperature  of  163°  C 
(326°  F)  f or  5  hr  in  an  open  cylindrical  tin  dish,  5%  cm  (about  2\i  in)  in  diameter, 
with  vertical  sides  measuring  approximately  3  }-4  cm  (about  1  H  in)  in  depth,  the  loss 
in  weight  shall  not  exceed  2%  of  the  original  weight  of  the  sample. 

The  penetration  of  the  residue,  when  tested  as  described  in  clause  (4)  with  a  standard 
No.  2  needle  under  a  load  of  100  g,  for  5  sec  at  25°  C  (77°  F)  shall  not  be  leas  than 
one-half  the  penetration  of  the     original  material  tested  under  the  same  conditions. 

7.  Its  bitumen  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature  shall  not  be  less  than  99.5%. 

8.  It  shall  be  soluble  in  chemically  pure  carbon  tetrachloride  at  room  temperature 
to  the  extent  of  not  leas  than  99.5%  of  its  bitumen  as  determined  by  clause  (7). 

9.  It  shall  be  soluble  in  86°  to  88°  B  paraffin  naphtha,  at  least  85%  distilling  between 
40°  and  55°  C  (104°  and  131°  F),  to  the  extent  of  not  less  than  80%  nor  mora  than 
88%  of  its  bitumen  as  determined  by  clause  (7). 

10.  It  shall  yield  not  less  than  10%  nor  more  than  14%  of  fixed  carbon. 
"Asphalt  Cement  D  optional  with  asphalt  cements  A,  B,  C,  E,  and  refined  tan  F 
and  G. 

1.  The  asphalt  cement  shall  be  homogeneous,  free  from  water  and  shall  not  foam 
when  heated  to  177°  C  (350°  F). 

2.  It  shall  show  a  flash  point  of  not  less  than  205s  C  (400°  F). 

8.  Its  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  less  than  1.025 
nor  more  than  1.050. 

1.  When  tested  with  a  standard  No.  2  needle  by  means  of  a  Dow  penetrometer, 
other  penetrometer  giving  the  same  results  as  the  Dow  machine,  it  shall  show 
etrations  within  the  following  limits  for  the  conditions  stated,  the  penetrations 
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being  expressed  in  hundredths  of  a  centimeter:     100  g  load,  5  sec,  at  £5°  C  (77°  F), 
from  85  to  96;  200  g  load,  1  min,  at  4°  C  (39°  F),  not  less  than  20. 

6.  Its  melting  point  as  determined  by  the  cube  method  shall  be  not  less  than  60°  C 
(122°  F). 

6.  When  60  g  of  the  material  is  maintained  at  a  uniform  temperature  of  163°  C 
(325°  F)  f or  5  hr  in  an  open  cylindrical  tin  dish,  5^  cm  (about  2 H  in)  in  diameter, 
with  vertical  sides  measuring  approximately  3^  cm  (about  1)3  in)  in  depth,  the  loss 
in  weight  shall  not  exceed  2%  of  the  original  weight  of  the  sample. 

The  penetration  of  the  residue,  when  tested  as  described  in  clause  (1)  with  a  standard 
No.  2  needle  under  a  load  of  100  g,  for  6  sec  at  26°  C  (77°  F)  shall  be  not  leas  than 
one-half  the  penetration  of  the  original  material  tested  under  the  same  conditions. 

7.  Its  bitumen  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature  shall  not  be  less  than  99.5%. 

8.  It  shall  be  soluble  in  chemically  pure  carbon  tetrachloride  at  room  temperature 
to  the  extent  of  not  less  than  99.6%  of  its  bitumen  as  determined  by  clause  (7). 

9.  It  shall  be  soluble  in  86°  to  88°  B  paraffin  naphtha,  at  least  85%  distilling  between 
40°  and  55°  C  (104°  and  131°  F),  to  the  extent  of  not  less  than  67%  nor  more  than 
77%  of  its  bitumen  as  determined  by  clause  (7). 

10.  It  shall  yield  not  less  than  12%  nor  more  than  18%  of  fixed  carbon. 
"Asphalt  Cement  E  optional  with  asphalt  cements  A,  B,  C,  D,  and  refined  tars 
FandG. 

1.  The  asphalt  cement  shall  be  homogeneous,  free  from  water  and  shall  not  foam 
when  heated  to  177°  C  (350°  F). 

2.  It  shall  show  a  flash  point  of  not  less  than  165°  C  (329°  F). 

8.  Its  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  less  than  1.040 
nor  more  than  1.060. 

4.  When  tested  with  a  standard  No.  2  needle  by  means  of  a  Dow  penetrometer,  or 
other  penetrometer  giving  the  same  results  as  the  Dow  machine,  it  shall  show  pene- 
trations within  the  following  limits  for  the  conditions  stated,  the  penetrations  being 
expressed  in  hundredths  of  a  centimeter:  100  g  load,  5  sec,  at  25°  C  (77°  F),  from 
140  to  160;  200  g  load,  1  min,  at  4°  C  (39°  F),  not  leas  than  40. 

6.  When  tested  by  means  of  the  New  York  Testing  Laboratory  Float  Apparatus, 
the  float  shall  not  sink  in  water  maintained  at  66°  C  (150°  F)  in  less  than  120  sec  nor 
more  than  180  sec. 

6.  When  50  g  of  the  material  is  maintained  at  a  uniform  temperature  of  163°  C 
(825°  F)  f or  5  hr  in  an  open  cylindrical  tin  dish,  5>£  cm  (about  2\i  in)  in  diameter 
with  vertical  sides  measuring  approximately  3^  cm  (about  1H  in)  in  depth,  the  loss 
in  weight  shall  not  exceed  3%  of  the  original  weight  of  the  sample. 

The  penetration  of  the  residue,  when  tested  as  described  in  clause  (4)  with  a  standard 
No.  2  needle  under  a  load  of  100  g,  for  5  sec  at  25°  C  (77°  F)  shall  be  not  less  than 
one-half  the  penetration  of  the  original  material  tested  under  the  same  conditions. 

7.  Its  bitumen  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature  shall  be  not  less  than  93%  nor  more  than  98%. 

8.  It  shall  be  soluble  in  chemically  pure  carbon  tetrachloride  at  room  temperature 
to  the  extent  of  not  less  than  98.5%  of  its  bitumen  as  determined  by  clause  (7). 

9.  It  shall  be  soluble  in  86°  to  88°  B  paraffin  naphtha,  at  least  85%;  distilling  between 
40°  and  55°  C  (104°  and  131°  F),  to  the  extent  of  not  less  than  75%  nor  more  than 
85%  of  its  bitumen  as  determined  by  clause  (7). 

10.  It  shall  yield  not  less  than  11%  nor  more  than  15%  of  fixed  carbon. 

11.  Upon  ignition  it  shall  yield  not  less  than  1%  nor  more  than  3%  of  ash. 

"  Refined  Tar  F  optional  with  asphalt  cements  A,  B,  C,  D,  E,  and  refined  tar  G. 

1.  The  refined  tar  shall  be  homogeneous,  free  from  water  and  shall  not  foam  when 
heated  to  150°  C  (302°  F). 

2.  Its  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  less  than  1.160 
nor  more  than  1.200. 

3.  When  tested  by  means  of  the  New  York  Testing  Laboratory  Float  Apparatus, 
the  float  shall  not  sink  in  water  maintained  at  50°  C  (122°  F)  in  less  than  140  sec  nor 
more  than  170  sec 

4.  Its  bitumen  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature  shall  be  not  less  than  95%  and  it  shall  show  not  more  than  0  9.G& 
ash  upon  ignition  of  the  material  insoluble  in  carbon  disulphide. 
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5.  When  distilled  according  to  the  tentative  method  recommended  by  Com.  EM, 
Am.  Soc  Test.  Mat.  in  1911,  it  shall  yield  no  distillate  at  a  temperature  lower  than 
170°  C  (338°  F);  not  more  than  7%  by  weight  shall  distill  below  270°  C  (518°  F). 
and  not  more  than  20%  by  weight  shall  distill  below  300°  C  (572°  F). 

6.  The  total  distillate  from  the  test  made  in  accordance  with  clause  (5)  shall  have 
a  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  of  not  less  than  1.000  nor  more 
than  1.020. 

7.  The  melting  point,  as  determined  in  water  by  the  cube  method,  of  the  pitch 
residue  remaining  after  distillation  to  300°  C  (572°  F),  in  accordance  with  the  test 
described  in  clause  (5),  shall  be  not  more  than  75°  C  (167°  F). 

"  Refined  Tar  G  optional  with  asphalt  cements  A,  B,  C,  D,  E,  and  refined  tar  F. 

1.  The  refined  tar  shall  be  homogeneous,  free  from  water  and  shall  not  foam  when 
heated  to  160°  C  (302°  F.). 

2.  Its  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  less  than  1.200 
nor  more  than  1.300. 

3.  When  tested  by  means  of  the  New  York  Testing  Laboratory  Float  Apparatus, 
the  float  shall  not  sink  in  water  maintained  at  50°  C  (122°  F)  in  less  than  140  see 
nor  more  than  170  sec 

4.  Its  bitumen  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature  shall  not  be  less  than  75%  nor  more  than  90%,  and  it 
shall  not  show  more  than  0.2%  ash  upon  ignition  of  the  material  soluble  in  carbon 
disulphide. 

5.  When  distilled  according  to  the  tentative  method  recommended  by  Com.  D-4, 
Am.  Soc.  Test.  Mat.  in  1911,  it  shall  yield  no  distillate  at  a  temperature  lower  than 
170°  C  (388°  F);  not  more  than  10%  by  weight  shall  distill  below  270°  C  (518°  F). 
and  not  more  than  20%  by  weight  shall  distill  below  300°  C  (572°  F). 

6.  The  total  distillate  from  the  test  made  in  accordance  with  clause  (6)  shall  have 
a  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  of  not  less  than  1.030. 

7.  The  melting  point,  as  determined  in  water  by  the  cube  method,  of  the  pitch 
residue  remaining  after  distillation  to  300°  C  (572°  F),  in  accordance  with  the  test 
described  in  clause  (5),  shall  be  not  more  than  75°  C  (167°  F). 

"Asphalt  Cement  H  optional  with  asphalt  cements  K  and  L. 

1.  The  asphalt  cement  shall  be  homogeneous,  free  from  water  and  shall  not  foam 
when  heated  to  177°  C  (350°  F). 

2.  It  shall  show  a  flash  point  of  not  less  than  205°  C  (400°  F). 

8.  Its  specific  gravity  at  a  temperature  of  26°  C  (77°  F)  shall  be  not  less  than  0.970 
nor  more  than  1.000. 

4.  When  tested  with  a  standard  No.  2  needle  by  means  of  a  Dow  penetrometer,  or 
other  penetrometer  giving  the  same  results  as  the  Dow  machine,  it  shall  show  pene- 
trations within  the  following  limits  for  the  conditions  stated,  the  penetrations  being 
expressed  in  hundredths  of  a  centimeter:  100  g  load,  5  sec,  at  25°  C  (77°  F),  from 
60  to  75;  200  g  load,  1  min,  at  4s  C  (39°  F),  not  less  than  50;  60  g  load,  5  sec,  at 
46°  C  (115°  F),  not  more  than  150. 

5.  Its  melting  point  as  determined  by  the  cube  method  shall  be  not  less  than  80°  C 
(176°  F). 

6.  When  50  g  of  the  material  is  maintained  at  a  uniform  temperature  of  163°  C 
(825°  F)  for  5  hr  in  an  open  cylindrical  tin  dish,  6,4  cm  (about  2)tf  in)  in  diameter, 
with  vertical  sides  measuring  approximately  3^  cm  (about  1}*$  in)  in  depth,  the  loss 
in  weight  shall  not  exceed  1  %  of  the  original  weight  of  the  sample. 

The  penetration  of  the  residue,  when  tested  as  described  in  clause  (4)  with  a  standard 
No.  2  needle  under  a  load  of  100  g,  for  5  sec  at  25°  C  (77°  F)  shall  be  not  less  than 
one-half  the  penetration  of  the  original  material  tested  under  the  same  conditions. 

7.  Its  bitumen  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature  shall  not  be  less  than  99.5%. 

8.  It  shall  be  soluble  in  chemically  pure  carbon  tetrachloride  at  room  temperature 
to  the  extent  of  not  less  than  99.5%  of  its  bitumen  as  determined  by  clause  (7). 

9.  It  shall  be  soluble  in  86°  to  88°  B  paraffin  naphtha,  at  least  85%  distOHng  between 
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yield  not  less  than  8%  nor  more  than  12%  of  fixed  carbon, 
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1.  The  asphalt  cement  shall  be  homogeneous,  free  from  water  and  shall  not  foam 
when  heated  to  177°  C  (350°  F). 

2.  It  shall  show  a  flash  point  of  not  less  than  205°  C  (400°  F). 

3.  Its  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  less  than  1.030 
oor  more  than  1.045. 

4.  When  tested  with  a  standard  No.  2  needle  by  means  of  a  Dow  penetrometer, 
or  other  penetrometer  giving  the  same  results  as  the  Dow  machine,  it  shall  show 
penetrations  within  the  following  limits  for  the  conditions  stated,  the  penetrations 
bans  expressed  in  hundredths  of  a  centimeter:  100  g  load,  5  sec,  at  25°  C  (77°  F), 
from  GO  to  70;  200  g  load,  1  min,  at  4°  C  (39°  F),  not  less  than  18;  60  g  load,  5  sec, 
at  46°  C  (115°  F),  not  more  than  270. 

5.  Its  melting  point  as  determined  by  the  cube  method  shall  be  not  less  than  60°  C 
(140°  F). 

6.  When  60  g  of  the  material  is  maintained  at  a  uniform  temperature  of  163°  C 
(125°  F)  for  5  hr  in  an  open  cylindrical  tin  dish,  6^  cm  (about  1\i  in)  in  diameter, 
with  vertical  sides  measuring  approximately  3^  cm  (about  1^6  in)  in  depth,  the  loss 
h  weight  shall  not  exceed  1%  of  the  original  weight  of  the  sample. 

The  penetration  of  the  residue,  when  tested  as  described  in  clause  (4)  with  a  standard 
No.  2  needle  under  a  load  of  100  g,  for  5  sec  at  26°  C  (77°  F)  shall  be  not  less  than 
one-half  the  penetration  of  the  original  material  tested  under  the  same  conditions. 

7.  Its  bitumen  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature  shall  not  be  less  than  99.6%. 

8.  It  shall  be  soluble  in  chemically  pure  carbon  tetrachloride  at  room  temperature 
to  the  extent  of  not  less  than  99.5%  of  its  bitumen  as  determined  by  clause  (7). 

9.  It  shall  be  soluble  in  86°  to  88°  B  paraffin  naphtha,  at  least  85%  distilling  be- 
tween 40°  and  55°  C  (104°  and  131°  F),  to  the  extent  of  not  less  than  70%  nor  more 
than  80%  of  the  bitumen  as  determined  by  clause  (7). 

10.  It  shall  yield  not  less  than  12%  nor  more  than  16%  of  fixed  carbon. 
"Asphalt  Cement  L  optional  with  asphalt  cements  H  and  K. 

1.  The  asphalt  cement  shall  be  homogeneous,  free  from  water  and  shall  not  foam 
when  heated  to  177°  C  (350°  F). 

2.  It  shall  show  a  flash  point  of  not  less  than  205°  C  (400°  F). 

3.  Its  specific  gravity  at  a  temperature  of  25°  C  (77°  F)  shall  be  not  leas  than  1.025 
Dor  more  than  1.055. 

4.  When  tested  with  a  standard  No.  2  needle  by  means  of  a  Dow  penetrometer,  or 
other  pentrometer  giving  the  same  results  as  the  Dow  machine,  it  shall  show  pene- 
trations within  the  following  limits  for  the  conditions  stated,  the  penetrations  being 
BTpreanrd  in  hundredths  of  a  centimeter:  100  g  load,  5  sec,  at  26°  C  (77°  F),  from 
00  to  70;  200  g  load,  1  min,  at  4°  C  (39°  F),  not  less  than  16. 

5.  Its  melting  point  as  determined  by  the  cube  method  shall  be  not  less  than  65°  C 
(131°  F). 

6.  When  60  g  of  the  material  is  maintained  at  a  uniform  temperature  of  168°  C 
(325®  F)  f or  5  hr  in  an  open  cylindrical  tin  dish,  5^  cm  (about  2 M  in)  in  diameter, 
with  vertical  sides  measuring  approximately  8^  cm  (about  1H  in)  in  depth,  the  loss 
in  weight  shall  not  exceed  1%  of  the  original  weight  of  the  sample. 

The  penetration  of  the  residue,  when  tested  as  described  in  clause  (4)  with  a  standard 
No.  2  needle  under  a  load  of  100  g,  for  5  sec  at  25°  C  (77°  F)  shall  be  not  less  than 
one-half  the  penetration  of  the  original  material  tested  under  the  same  conditions. 

7.  Its  bitumen  as  determined  by  its  solubility  in  chemically  pure  carbon  disulphide 
at  room  temperature  shall  not  be  less  than  99.5%. 

8.  It  shall  be  soluble  in  chemically  pure  carbon  tetrachloride  at  room  temperature 
to  the  extent  of  not  less  than  99.5%  of  its  bitumen  as  determined  by  clause  (7). 

9.  It  shall  be  soluble  in  86°  to  88°  B  paraffin  naphtha,  at  least  85%  distilling  between 
40°  and  65°  C  (104°  and  131°  F),  to  the  extent  of  not  less  than  67%  nor  more  than 
77%  of  its  bitumen  as  determined  by  clause  (7). 

10,  It  shall  yield  not  less  than  13%  nor  more  than  18%  of  fixed  carbon. 

Notes:  Asphalt  cements  can  be  manufactured  from  Gilsonite  and  asphaltic  oil  to 
meet  specifications  A  and  H;  from  Texas  asphaltic  oils  to  meet  specifications  B  and  K; 
from  California  asphaltic  oils  to  meet  specification  C;  from  Mexican  asphaltic  oils  to 
meet  specifications  D  and  L;  and  from  asphaltic  materials  from  Bermudas  to  meet 
spedncation  E,    Tar  cements  can  be  manufactured  from  water-gas  tars  to  meet 
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specification  F;  and  from  coal  tan  or  a  combination  of  a  coal  tar  and  a  water-gas  tar 
to  meet  specification  G. 

"  Delivery.  The  asphalt  cement  or  refined  tar  shall  be  delivered  in  suitable  con- 
tainers, far  enough  in  advance  of  its  use  in  the  work  to  permit  the  necessary  testa  to 
be  made.  Each  container  shall  be  plainly  labeled  with  the  trade  name  of  the  asphalt 
cement  or  refined  tar,  name  of  manufacturer,  gross  weight  and  net  weight.  Each  ship- 
ment and  each  carload  shall  be  kept  separate. 

"  Bills  of  Lading.  The  contractor  shall  furnish  the  engineer  on  or  before  the  arrival 
of  each  shipment  at  or  near  the  site  of  the  work,  bills  of  lading,  or  correct  copies  thereof 
which  shall  state  the  trade  name  of  the  asphalt  cement  or  refined  tar,  and  the  name 
and  address  of  the  company  manufacturing  and  supplying  it. 

"  Samples.  Samples  will  be  taken  by  the  engineer  from  each  carload  of  asphalt 
cement  or  refined  tar  when  delivered  at  the  work,  unless  satisfactory  arrangements 
can  be  made  for  sampling  before  shipment.  Such  samples  shall  be  analyzed  by  the 
engineer  to  assure  the  delivery  of  an  asphalt  cement  or  refined  tar  of  the  specified 
quality  and  to  determine,  for  purpose  of  payment,  the  quantity  of  bitumen. 

"  Work  Included.  Under  this  item  the  contractor  shall  furnish  and  deliver  on  the 
work  at  such  points  as  directed  an  asphalt  cement  or  an  asphalt  cement  and  a  refined 
tar,  which  conform  with  the  specifications  heretofore  mentioned.  All  asphalt  cement 
or  refined  tar  for  any  pavement  of  a  given  contract  shall  be  furnished  by  one  manu- 
facturer and  no  change  in  type  or  grade  of  bituminous  cement  used  ia  the  bituminous 
concrete  or  the  seal  coat  shall  be  allowed  in  any  pavement  of  a  given  contract  without 
written  permission  from  the  engineer. 

"  Measurement  and  Payment.  The  quantity  of  bitumen  in  the  asphalt  cement  or 
refined  tar,  to  be  paid  for  under  this  item,  shall  be  the  number  of  tons,  determined 
in  accordance  with  the  paragraph  headed  Samples,  contained  in  the  asphalt  cement  or 
refined  tar  placed  in  the  pavement  in  accordance  with  the  specifications  and  require- 
ments, or  used  as  directed  for  other  purposes.  The  percentage  of  bitumen  determined 
by  an  average  of  the  analyses  of  the  acceptable  samples  taken  by  the  engineer  during 
31  given  month,  shall  be  used  as  the  basis  for  payment  for  the  asphalt  cement  or  refined 
tar  used  during  that  month.  Asphalt  cement  or  refined  tar  that  is  wasted  shall  not  be 
included  in  the  measurement  under  this  item.  The  price  stipulated  in  this  item  shall 
include  the  cost  of  furnishing,  hauling  and  delivering  the  asphalt  cement  or  refined 
tar  at  points  on  the  work  where  it  is  to  be  used,  and  all  expenses  incidental  thereto." 

U.  S.  O.  P.  R.  1918  Specifications  for  Bituminous  Cements  to  be  Used 
with  a  Mineral  Aggregate  Consisting  of  One  Product  of  Broken  Stone. 

"Bermudez  Asphalt  Cement,  NA-3.  General.  The  fluxed  native  asphalt  shall 
be  homogeneous,  free  from  water,  and  shall  not  foam  when  heated  to  175°  C  (347°  F): 

"Physical  and  Chemical  Properties.    It  shall  meet  the  following  requirements. 

1.  Specific  gravity  25°/25°C  (77°/77°  F),  1.050  to  1.070; 

2.  Flash  point,  not  less  than  175°  C  (347°  F); 

3.  Melting  point,  40°C  (104°  F)  to  50°  C  (122°  F); 

4    Penetration  at  25°  C  (77°  F),  100  g,  5  sec,  80  to  90; 

5.  Loss  at  163°  C  (325°  F),  5  hr,  not  more  than  3.0%; 

Penetration  of  residue  at  25°  C  (77°F)  100  g,  5  sec,  not  less  than  40; 

6.  Total  bitumen,  soluble  in  carbon  disulphide,  not  leas  than  95.0%; 

Inorganic  matter  insoluble,  1.5%  to  3.0%." 
"Oil  Asphalt  Cement,  OA-3.     General.    The  oil  asphalt  shall  be  homogeneous. 
Tree  from  water,  and  shall  not  foam  when  heated  to  175°  C  (347°  F). 
"Physical  and  Chemical  Properties.    It  shall  meet  the  following  requirements: 

1.  Specific  gravity  26°/25°  C  (77°/77°  F),  not  less  than  1.010; 

2.  Flash  point,  not  leas  than  175°  C  (347°  F); 

3.  Melting  point,  40°  C  (104°  F)  to  60°  C  (140°  F); 

4.  Penetration  at  25°  C  (77°  F)  100  g  5  sec,  80  to  90; 

5.  Loss  at  163°  C  (325°  P),  5  hr.  not  more  than  1.0%; 

Penetration  of  residue  at  26°  C  (77°  F)  100  g,  5  sec,  not  less  than  50; 

6.  Total  bitumen,  soluble  in  carbon  disulphide,  not  less  than  99.5%; 

Organic  matter  insoluble,  not  more  than  0.2%." 

^-.     Material  for  any  one  contract  shall  not  vary  more  than  0.020  in  specific 
r  more  than  10°  C  (50°  F)  in  melting  point  within  the  test  limits  above 
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Methods  of  Testing.  Tests  of  the  physical  and  chemical  properties  of  the  asphalt 
cements  shall  be  made  in  accordance  with  the  following  methods: 

1.  Specific  gravity:    Bui.  U.  S.  Dept  Agr,,  814,  p.  5. 

2.  Flash  point,  open  cup:    Bui.  U.  S.  Dept.  Agr.,  814,  p.  17. 

3.  Melting  point:  Am.  Soc  Test  Mat.  Tentative  Standard  D  36-16T;  Proc 
Am.  Soc  Test  Mat.  1916,  p.  649. 

4.  Penetration:  Am.  Soc.  Test  Mat.  Standard  Test  D  6-16. 

6,  Volatilization  test:    Bui.  U.  S.  Dept.  Agr.,  814,  p.  19,  using  50  g  sample. 

6.  Total  bitumen:    Bui.  U.  S.  Dept.  Agr.,  314,  p.  25. 

"Purpose  and  Use.  These  specifications  provide  for  material  to  be  used  in  the 
construction  of  one-size  stone  bituminous  concrete  in  the  northern  United  States. 
NA-3  is  intended  to  cover  satisfactory  grades  of  products  prepared  by  fluxing  Bermudes 
asphalt,  and  OA-3  satisfactory  grades  of  oil  asphalts  prepared  from  Mexican,  Cali- 
fornia, Texas  and  other  petroleums. 

"One-size  atone  bituminous  concrete  contemplates  a  mixture  of  the  bituminous 
material  with  a  crusher  product  passing  a  l#-in  and  retained  upon  a  H-in  laboratory 
screen,  or  passing  a  1-in  and  retained  on  a  #-in  laboratory  screen.  The  bituminous 
material  should  be  heated  to  a  temperature  of  from  135°  C  (275°  F)  to  163°  C  (325°  F), 
and  the  crushed  stone  to  a  temperature  of  from  66°  C  (150°  F)  to  121°  C  (250°  F), 
before  mixing.  The  mixture  should  contain  from  5%  to  7%  bitumen.  The  hot 
mixture  should  be  deposited  in  a  uniform  layer  over  a  concrete  or  well-compacted 
broken  stone  or  gravel  foundation  to  such  depth  that  it  will  yield  a  uniform  layer  2  in 
in  thickness  after  thoro  rolling.  A  seal  coat  of  the  same  bituminous  material  should 
be  applied  at  the  rate  of  0.4  to  0.6  gal  per  yd  and  covered  with  a  sufficient  amount  of 
stone  chips  to  absorb  the  excess  bitumen." 

"Water-Gas  Tar  Cement,  TP-3.  General.  The  refined  tar  shall  be  homogeneous 
and  free  from  water. 

"Physical  and  Chemical  Properties.    It  shall  meet  the  following  requirements: 

1.  Specific  gravity  25°/25°  C  (77°/77°  F),  1.150  to  1.200; 

2.  Float  test  at  50°  C  (122°  F),  120  sec  to  160  sec; 

3.  Total  distillate  by  weight: 

To  170°  C  (338°  F),  not  more  than  1.0% 
To  270°  C  (518°  F),  not  more  than  10.0% 
To  300°  C  (572°  F),  not  more  than  20.0% 
Melting  point  of  residue,  not  more  than  65°  C  (149°  F); 

4.  Total  bitumen,  soluble  in  carbon  disulphide,  97%  to  100%/' 
""Gas-House  and  Coke-Oven  Tar  Cements,  TP-4.      General.    The  refined  tar 

shall  be  homogeneous  and  free  from  water. 

"Physical  and  Chemical  Properties.    It  shall  meet  the  following  requirements: 

1.  Specific  gravity  25°/25°C  (77°/77°  F),  1.200  to  1.250; 

2.  Float  test  at  50°  C  (122°  F),  120  sec  to  160  sec; 

3.  Total  distillate  by  weight: 

To  170°  C  (338°  F),  not  more  than  1 . 0% 
To  270°  C  (518°  F),  not  more  than  10.0% 
To  300°  C  (672°  F),  not  more  than  20.0% 
Melting  point  of  residue,  not  more  than  65°  C  (149°  F); 

4.  Total  bitumen,  soluble  in  carbon  disulphide,  80%  to  97%. 

"  Methods  of  Testing.  Tests  of  the  physical  and  chemical  properties  of  the  refined 
tar  shall  be  made  in  accordance  with  the  following  methods: 

1.  Specific  gravity:    Bui.  U.  S.  Dept.  Agr.,  314,  p.  5. 

2.  Float  test:     Bui.  U.  S.  Dept  Agr.,  314,  p.  9. 

3.  Distillation  tests:    Am.  Soc.  Test  Mat    Standard  Test  D  20-16. 

Melting  point:    Am.  Soc  Test  Mat  Tentative  Standard  D  36-16  T,  Proc.  Am. 
Soc  Test  Mat,  1916,  p.  649. 

4.  Total  bitumen:    Bui.  U.  S.  Dept.  Agr.,  314,  p.  25. 

"Purpose  and  Use.  These  specifications  provide  for  a  material  to  be  used  in  the 
construction  of  one-size  stone  bituminous  concrete  in  the  northern  United  States. 
TP-3  is  intended  to  cover  refined  water-gas  tar  products,  and  TP-4  refined  gaa-house 
and  coke-oven  tar  products. 

"  One-size  stone  bituminous  concrete  contemplates  a  mixture  of  the  tar  with  a  crusher 
product  passing  a  1^-in  screen  and  retained  upon  a  H-in  laboratory  screen,  or  pap 
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a  1-in  and  retained  on  a  #-in  laboratory  screen.  The  tar  should  be  heated  to  a  temper* 
ature  of  from  107°  C  (225°  F)  to  135°  C  (275°  F)  and  the  crushed  stone  to  a  temperature 
of  from  66°  C  (160°  F)  to  121°  C  (260°  F)  before  mixing.  The  mixture  should  contain 
from  5%  to  7%  bitumen.  The  hot  mixture  should  be  deposited  in  a  uniform  layer 
over  a  concrete  or  well  compacted  broken  stone  or  gravel  foundation  to  such  depth 
that  it  will  yield  a  uniform  layer  2  in  in  thickness  after  thoro  rolling.  A  seal  coat  of  the 
same  tar  or  of  hot  asphalt  (specification  OA-6)  should  then  be  applied  at  the  rate  of 
0.4  to  0.6  gal  per  sq  yd  and  covered  with  a  sufficient  amount  of  stone  chips  to  just 
absorb  the  excess  bitumen." 

Bituminous  Cements  for  Southern  United  States.  Bkrmudbs  Asphalt  Cbmbnt 
specifications  same  as  NA-3,  except  that  the  penetration  limits  at  25°  C  (77°  F)  are 
70  and  80;  the  penetration  of  residue  at  25°  C  (77°  F),  not  less  than  35;  and  the  limits 
for  inorganic  matter  insoluble,  2.0  and  8.5%. 

Oil  Asphalt  Chmhnt  specifications  same  as  OA-3,  except  that  the  penetration 
limits  at  25°  C  (77°  F)  are  70  and  80;  and  the  penetration  of  residue  at  25°  C  (77*  F), 
not  less  than  45. 

Water-Gas  Tax  Cement  specifications  same  as  TP-8,  and  Gas-House  and  Cokb- 
Ovbn  Tar  Cement  specifications  same  as  TP-4,  except  that  the  limits  for  the  float 
test  are  150  and  180  sec 

U.  S.  O.  P.  R.  1918  Specifications  for  Asphalt  Cements  to  be  Used  with 
Modified  Topeka  Aggregate.  For  specifications  covering  the  aggregate 
see  Art.  8. 

Bermudex  Asphalt  Cement,  NA-f ,  for  Northern  United  States.  Same  as  specifica- 
tions NA-3,  except  that  the  limits  for  melting  point  are  45°  C  (118°  F)  and  56*  C 
(131°  F);  the  penetration  limits  at  25°  C  (77°  F),  60  and  70;  the  penetration  of  residue 
at  25°  C  (77°  F),  not  less  than  30;  the  total  bitumen,  not  less  than  94.5%;  and  the 
limits  for  inorganic  matter  insoluble,  2.0  and  8.5%. 

Bermudez  Asphalt  Cement,  NA-6,  for  Southern  United  States.  Same  as  specifica- 
tions NA-5,  except  that  the  penetration  limits  at  25°  C  (77°  F)  are  60  and  GO;  the 
penetration  of  residue  at  25°  C  (77°  F)  not  leas  than  25;  the  total  bitumen,  not  leas 
than  94%;  and  the  limits  for  inorganic  matter  insoluble,  2.6  and  4.0%. 

Oil  Asphalt  Cement,  OA-6,  for  Northern  United  States.  Same  as  specification 
OA-3,  except  that  the  penetration  limits  at  25°  C  (77°  F)  are  60  and  70;  and  the  pene- 
tration of  residue  at  25°  C  (77°  F),  not  less  than  40. 

Oil  Asphalt  Cement,  OA-6,  for  Southern  United  States.  Same  as  specification 
OA-6,  except  that  the  specific  gravity  must  be  not  leas  than  1.020;  the  penetration 
limits  at  25°  C  (77°  F),  50  and  60;  and  the  penetration  of  the  residue  at  26°  C  (77°  F), 
not  less  than  80. 

Purpose  and  Use.  These  specifications  provide  for  asphalt  cements  to  be  used  in  the 
construction  of  graded  fine  aggregate  bituminous  concrete,  and  specifications  OA-6 
for  an  asphalt  cement  which  may  also  be  used  as  a  seal  coat  on  tar  macadam  or  tar 
concrete  pavements.  NA-5  and  NA-6  are  intended  to  cover  satisfactory  grades  of 
asphalt  cements  prepared  by  fluxing  Bermudex  asphalt,  and  OA-6  and  OA-6  satis- 
factory grades  of  asphalt  cements  prepared  from  Mexican,  California,  Texas  and 
other  petroleums. 

"The  asphalt  should  be  heated  to  a  temperature  of  from  185°  C  (275°  F)  to  163°  C 
(825°  F),  and  the  crushed  stone  to  a  temperature  of  from  121°  C  (250°  F)  to  149°  C 
(800°  F),  before  mixing.  The  mixture  should  contain  from  7%  to  11%  bitumen. 
The  mixture  should  be  deposited  in  a  uniform  layer  over  a  concrete  or  well  compacted 
broken  stone  or  gravel  foundation  to  such  a  depth  that  it  will  yield  a  uniform  layer 
2  in  in  thickness  after  thoro  rolling.  A  seal  coat  should  not  be  necessary  on  this  type 
of  pavement." 

Philadelphia,  1917  Specification  for  Warrenite  Cement: 

"  General.  The  asphaltic  cement  shall  be  known  as  Warrenite  Cement  and  shall 
be  uniform  in  quality  and  shall  contain  no  products  obtained  from  coal,  water-gas 
or  oil-gas  tar.  It  shall  not  be  affected  by  water,  and  shall  comply  with  the  following 
teats: 

♦ration.    The  penetration  at  25°  C  (77°  F),  measured  by  a  No.  2  needle 
"th  100  g  for  6  sec,  shall  be  between  5  and  7  mm. 
7.    The  cement  shall  be  soluble  in  cold  carbon  disulphide,  CSs,  to  the 
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extent  of  at  least  96%.  The  amount  of  cement  which  is  soluble  in  cold  carbon  tetra- 
chloride, CCI4,  shall  be  at  least  98.5%  of  the  amount  of  pure  bitumen  soluble  in  cold 
carbon  disulphide.  This  test  shall  be  made  by  the  standard  methods  in  subdued 
lights.  The  amount  of  the  cement  which  is  soluble  in  Pennsylvania  naphtha  at  88°  B 
shall  be  between  72  and  84%  of  the  amount  of  bitumen  which  is  soluble  in  cold  carbon 
disulphide. 

"  BfitttoneM,  Ductility  and  Evaporation.  The*  cement  shall  not  be  brittle  at  18°  C 
(55°  F)  when  tested  according  to  the  following  method:  The  test  piece  shall  be  a 
cylindrical  rod  %  in  in  diameter  and  4  in  in  length  and  composed  of  cement  of  the 
same  penetration  as  used  in  the  mixture.  The  rod  shall  be  supported  on  two  grooved 
wheels  1  in  diameter  at  bottom  of  groove,  placed  1 H  in  apart,  center  to  center.  A 
pitman,  consisting  of  a  }£-in  sq  brass  rod  and  weighted  to  5  lb,  shall  be  so  placed  in  the 
machine  as  to  descend  vertically  directly  over  the  center  of  test  piece,  and  is  clamped 
in  this  position  with  the  lower  end  of  the  pitman,  which  is  grooved  to  fit  the  Ji-in  test 
piece,  just  touching  the  test  piece.  The  test  piece  shall  be  brought  to  and  maintained 
at  the  desired  temperature  for  6  min  before  testing.  In  order  to  maintain  constant 
temperature  while  testing,  the  whole  machine  shall  be  submerged  in  water  at  the 
desired  temperature.  When  the  pitman  is  released  by  the  clamp  it  will  either  break 
the  test  piece  or  bend  it.  If  the  former,  the  temperature  of  test  piece  and  apparatus 
shall  be  raised  0.58°  C  (1°  F)  and  test  repeated  until  the  actual  brittle  point  is  deter- 
mined. Care  must  be  observed  to  maintain  test  piece  and  apparatus  6  min  at  each 
temperature  before  testing.  The  cement,  of  a  penetration  as  used  in  the  mixture,  shall 
show  a  ductility  of  at  least  20  cm  when  tested  according  to  the  District  of  Columbia 
method.  Twenty  grams  of  cement,  when  placed  in  a  flat-bottom  dish  2}£  in  in  diameter 
and  heated  for  5  hr  at  168°  C  (825°  F),  shall  not  lose  more  than  2M%  by  weight,  and 
the  penetration  of  the  residue,  when  tested  with  a  No.  2  needle  weighted  with  100  g 
for  6  sec,  shall  be  not  less  than  50%  of  the  original  penetration  of  the  cement. 

«  Cementing  Strength.  The  cement,  when  tested  at  15°  C  (80°  F),  according  to 
the  following  method,  shall  show  a  cementing  strength  of  at  least  2500  g,  this  being 
the  total  weight  in  grams  required  to  break  a  pat  of  asphaltic  sand  mixture  consisting 
of  the  following:  Asphaltic  cement  to  be  tested,  8.0%,  sand  passing  a  number  80 
and  being  retained  on  a  number  50-mesh  sieve,  92.0%.  The  pat  shall  be  mixed  hot 
and  compressed  into  a  mold  to  take  a  pat  2H  in  in  length,  1  in  in  width  and  H  in 
in  thickness.  The  test  shall  be  made  by  placing  the  pat  horizontally  across  the  top 
edges  of  two  H-in  brass  plates  set  on  edge,  so  that  the  area  of  the  pat  between  the 
supports  shall  be  1  sq  in.  The  pat  shall  then  be  acted  upon  by  a  T  shaped  pitman 
bearing  down  upon  the  pat  midway  between  the  supports.  The  weight  on  the  pitman 
shall  be  increased  at  a  uniform  rate  from  zero  to  a  weight  sufficient  to  break  the  pat, 
and  the  final  weight  shall  be  that  given  in  the  report." 

For  additional  specifications  for  bituminous  cements  to  be  used  with 
mineral  aggregates  of  bituminous  concretes  of  Classes  A,  B  and  C,  see  Art.  17. 

.  CONSTRUCTION 

11.    Mixing  Plants  and  Tools 

To  meet  the  demand  for  mixing  plants  with  which  various  types  of 
mineral  aggregates  can  be  economically  heated  and  mixed  with  bituminous 
cements,  several  machines  have  been  designed  in  the  United  States.  Re- 
quirements which  plants  should  fulfil  vary  to  a  considerable  extent,  due 
to  the  different  kinds  of  aggregates  and  bituminous  cements  employed. 

Tools.     See  Sect.  17,  Art.  13. 

Plants  for  Hand  Mixing.  A  plant  for  hand  mixing  of  unheated  aggregates 
with  hot  bituminous  cement  consists  of  a  mixing  platform,  three  or  four 
heating  kettles,  long-handled  shovels,  long-handled  dippers,  and  small  tools. 
Sheet-iron  and  wooden  platforms  have  been  used,  but  the  latter,  when 
consisting  of  two  sections,  is  preferred,  as  it  can  be  used  more  efficiently 
and  is  more  easily  moved.  A  two-section  wooden  mixing  board  should 
be  made  of  2-in  plank.     Each  section  should  be  8  ft  long  and  8  ft  wide. 
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The  kettles  should  be  of  such  shape  and  size  as  will  enable  them  to  be 
easily  moved.  No  kettle,  however,  should  be  used  which  will  not  hold 
150  gal  of  bituminous  cement. 

Cement-Concrete  Mixers.  Unheated  broken  stone  has  been  mixed 
with  tars  (see  Art.  12)  or  heavy  asphaltic  oils  in  the  ordinary  type  of 
concrete  mixer.  Asphalt  cements  of  low  penetration  at  normal  tempera- 
tures cannot  be  mixed  with  unheated  aggregates  in  this  type  of  plant,  as  it 
is  generally  impracticable  to  coat  the  unheated  broken  stone  with  the 
hot  asphalt  cement.  This  class  of  mixers  should  not  be  used  for  the  con- 
struction of  nsphaltic  concrote  pavements  unless  the  aggregate  is  heated  in 
rotary  driers. 

Cement-Concrete  Mixers  with  Heating  Devices.  There  are  several 
different  types  of  this  class  of  mixing  plants  in  current  use.  In  one  type, 
the  heat,  in  the  form  of  hot  air,  is  passed  into  the  mixer  by  means  of  a 
large  iron  pipe,  which  runs  from  the  fire-box  to  the  outlet  end  of  the  mixer. 
A  second  type  consists  of  a  cylindrical  mixer  mounted  on  a  four-wheeled 
truck;  heat  is  obtained  from  a  hot-air  jacket  entirely  surrounding  the 
cylinder  except  on  the  ends,  and  by  means  of  a  kerosene  torch  inserted 
within  the  drum.  In  a  third  type,  hot  air  obtained  by  the  combustion  of 
oil  in  air  is  used  to  heat  the  mineral  aggregate  in  the  mixing  chamber;  after 
the  aggregate  is  heated,  the  bituminous  cement  is  added.  A  fourth  method 
of  utilizing  concrete  mixers  is  to  use  a  rotary  drier,  as  a  part  of  the  plant,  for 
drying  the  aggregate. 

Driers,  Storage  Bins,  Weighing  Devices,  and  Mixers.  In  a  complete 
plant  for  the  manufacture  of  bituminous  concrete,  the  aggregate  is  carried 
by  bucket-elevators  to  rotary  driers,  where  it  is  dried  and  the  dust  ex- 
hausted; from  the  drier  the  aggregate  is  raised  by  elevators  to  storage 
bins  or  to  screens  from  which  the  aggregate,  in  several  sizes,  falls  into  storage 
bins;  when  required  the  aggregate  is  drawn  from  the  bins  to  a  weighing 
device,  and  from  there  deposited  into  a  mixer.  Such  plants  are  also  equipped 
with  bituminous  cement  heating  tanks  and  weighing  buckets. 

Details  of  Plants  and  Methods  of  Operation.  Certain  essential  features 
of  plants  for  mixing  different  types  of  bituminous  concretes  are  discussed  in 
Arts.  12,  14  and  16.  For  comprehensive  descriptions  and  methods  of  opera- 
tion of  several  types  of  portable  plants,  especially  designed  for  mixing 
bituminous  concretes  of  Classes  A,  B,  and  C,  see  (63).  Description  of  some 
plants  and  methods  of  operation  are  included  in  this  Article,  and  in  Arts. 

12,  14,  and  16.     Plants,  especially  designed  for  the  manufacture  of  sheet- 
asphalt  binder  and  surfaces  mixtures,  are  fully  described  in  Sect.  17,  Art. 

13,  and  their  operation   and   inspection  explained  in  detail  and  discussed 
in  Sect.  17,  Arts.  14  and  16. 

Specifications  for  Mixing  Plant  for  Class  B  or  C  Aggregates,  by  Kirachbraun  (43b). 

"The  paving  plant  shall  be  of  an  approved  type,  properly  adapted  for  producing  the 

character  of  mixture  hereinafter  described.     It  shall  consist  of  separate  units  for 

melting  and  preparing  asphaltic  cement,  a  drier  for  heating  mineral  aggregate,  a  screen 

and  storage  bin,  having  at  least  two  compartments  whereby  the  mineral  aggregate 

may  be  separated  by  means  of  a  6  or  8-in  screen  into  two  rises,  that  passing  thru  the 

screen  being  collected  in  one  compartment,  while  the  rejection  is  collected  in  another 

compartment.     Plant  shall  further  be  equipped  with  the  necessary  devices  for  weighing 

separately  the  fine  and  coarse  aggregate  from  each  compartment  of  the  storage  bin. 

An  asphalt  cement  bucket  shall  be  provided  with  scales  attached  in  order  that  the 

ams.it..t  of  asphaltic  cement  which  is  put  into  the  mixture  may  be  properly  gauged.  The 

unit  shall  consist  of  a  twin  pug-mill  mixer  or  its  equivalent  with  blades  so 

i  to  produce  a  thoroly  homogeneous  mixture." 

f  Plant  Required  for  Topeka  Mixture,  by  Richardson  (57e).    "If  the  mineral 
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aggregate  as  it  comes  heated  from  the  drums  is  collected  in  a  single  bin,  segregation 
takes  place.  The  particles  of  stone  are  not  uniformly  distributed  in  the  bin,  and 
they  are  still  further  separated  in  drawing  a  charge  from  the  bin  to  the  measuring  box. 
The  result  is  a  lack  of  uniformity  in  the  grading  of  the  mineral  aggregate  in  the  mixture 
as  it  is  sent  to  the  street.  This  may  be  illustrated  by  data  showing  the  composition 
of  as  surface  mixture  produced  in  this  way.  In  a  locality  where  a  rather  extended 
piece  of  construction  was  carried  out,  involving  the  analysis  of  16  samples,  the  mixture 
varied  as  shown  by  the  following  figures: 

Bitumen 7.7%  9.8% 

200-mesh 11.8%  11.7% 

80-meah 6.5%  8.0% 

40-mesh ' 22.5%  89.0% 

10-mesh 22.0%  18.0% 

£S*::v.v:::::::::.v::::::-.::::  «.1^»-»*  l-%\»-*% 


100.0%  100. 0% 

"To  avoid  results  such  as  are  illustrated  by  the  previous  figures,  a  plant  should  be 
provided  in  which  proper  screens  separate  the  hot  mineral  aggregate  into  coarser  and 
finer  portions  which  are  collected  in  separate  bins.  Under  such  conditions  the  pro- 
portion of  coarse  to  fine  aggregate  can  be  better  regulated  by  weighing  the  two  com- 
ponents separately*  The  grading  of  a  surface  mixture  turned  out  at  a  plant  providing 
such  facilities  is  shown  by  the  following  figures: 

Bitumen 8.2%  8.1%  8.9%  8.9% 

200-mesh 10.3%  7.9%  9.6%  9.6% 

80-mesh 9.0%  10.0%  8.0%  7.6% 

40-mesh 24.5%  28.0%  24.5%  28.0% 

10-mesh 20.0%  19.0%  20.5%  18.0% 

....     16.6%  lM  0~    20.0%?  M  QCy    15.5%  )  2g  6<7  15.6%  >ffl  m 
....      12.6%»280%    12.0%>820%    18.0%>Z8-6%17.6%>330% 


100.0%  100.0%  100.0%  100.0%." 

Use  of  Cement-Concrete  Mixer  with  Heating  Devices  for  Mixing  Topeka  Bituminous 
Concrete,  by  Drowne  (17c).  "During  the  summer  of  1912,  the  writer  supervised  the 
construction  of  a  Topeka  pavement  on  the  Service  Test  Road  in  Philadelphia,  on  which 
a  portable  mixing  plant  of  small  type  was  used.  This  mixer  is  known  commercially 
ss  the  Rapid  Heated  Mixer.  Essentially,  the  machine  consists  of  a  four-wheeled  truck; 
at  one  end  of  which  is  mounted  a  boiler  and  engine,  and  at  the  other  a  small  cylindrical 
rotary  mixer.  Between  the  boiler  and  the  mixer  is  a  platform  on  which  the  loading 
is  done.  The  mixing  drum  is  surrounded  with  a  hood,  furnishing  a  heating  space  of 
about  3  in  between  the  shell  of  the  latter  and  the  mixer.  The  heat  for  this  hood  is 
furnished  by  a  coal  fire  directly  under  the  mixer.  Additional  heat  is  obtained  from  a 
kerosene  torch  which  may  be  inserted  within  the  mixing  drum.  A  vertical  blade 
running  spirally  around  the  inside  of  the  drum  serves  to  lift  the  material  from  the 
bottom  and  carry  it  to  the  top  of  the  mixer,  as  the  latter  revolves.  The  material 
then  falls  to  the  bottom,  and  the  same  operation  is  repeated.  The  discharge  spout  is 
fixed  in  the  center  of  the  drum  at  the  rear  of  the  machine.  The  capacity  of  the  mixer 
is  12  cu  ft  or  a  batch  of  about  1800  lb,  including  the  bituminous  cement. 

"The  various  materials  were  taken  from  the  stock  piles  in  wheelbarrows  to  the 
loading  platform  and  dumped  into  the  mixer.  The  kerosene  torch  was  then  inserted 
within  the  drum,  and,  as  the  mixer  revolved,  the  material  cascaded  thru  the  flame  of  the 
torch  and  was  heated  to  a  temperature  of  about  100°  C  (212°  F).  When  this  tempera- 
ture was  reached,  the  torch  was  withdrawn,  and  the  asphalt  cement,  which  was  heated 
to  about  177°  C  (350°  F),  was  poured  in.  A  cover  was  then  placed  over  the  opening 
in  the  loading  end  of  the  mixer.  The  batch  was  allowed  to  mix  with  the  asphalt  for 
from  1  to  2  mln,  at  the  end  of  which  time  a  perfect  mix  was  secured  having  a  temperature 
of  121°  C  (250°  F). 

"The  output  of  the  machine  varied,  depending  on  the  dryness  of  the  mineral  aggre- 
gate.    On  an  average,  from  4  to  5  batches  were  mixed  per  hr.    When  the  materials 
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were  wanned  before  being  put  in  the  mixer,  6  batches  per  hr  were  mixed  for  1  or  2  hr, 
or  as  long  as  the  warm  material  lasted.  One  batch  of  material  would  lay  about  5  sq  yd 
of  pavement,  2  in  thick  when  rolled.  The  pavement  was  constructed  on  a  macadam 
foundation,  and  there  was  some  loss,  due  to  the  material  being  compressed  into  the 
voids  of  the  surface.  If  laid  on  a  concrete  foundation,  one  batch  would  probably  have 
made  a  somewhat  greater  yardage.  The  manufacturers  of  this  machine  claim  an 
output  of  260  sq  yd  per  10-hr  day  per  machine.  It  is  generally  recommended  that 
these  machines  be  used  in  pairs.  It  takes  from  6  to  12  min  to  bring  the  material  up 
to  the  proper  temperature  before  adding  the  asphalt  cement.  If  only  one  machine  is 
used,  and  4  or  5  batches  per  hr  are  mixed,  the  time  required  for  each  batch  is  from  12 
to  15  min,  therefore,  considerable  time  is  wasted  by  the  men  working  around  the 
machine.  If  the  machines  are  used  in  pairs,  the  men  can  be  kept  busy  practically  all 
the  time.  It  is  the  only  economical  way  to  use  machines  of  this  type.  The  output  of 
two  of  them  in  a  9-hr  day  would  be  about  860  sq  yd. 

"If  the  cost  of  labor  is  $2  per  day,  7  laborers  being  required,  and  1  engineer  at  $8.50 
per  day,  the  labor  cost  of  the  operation  would  be  about  4.8  cents  per  sq  yd  on  a  basis 
of  860  sq  yd  per  day.  The  cost  of  coal,  kerosene  for  the  torch,  depreciation  of  the 
machine,  and  supervision,  would  add  probably  about  4.6  cents,  making  a  total  cost 
of  9.8  cents  per  sq  yd." 

Bitulithic  Plant  and  Its  Operation  by  Perkins  (64).  "The  operation  of  a  semi- 
portable  Bitulithic  plant  is  as  follows:  The  raw  materials,  namely,  crushed  stones 
screenings,  and  sand,  are  fed  from  the  storage  piles  at  the  rear  of  the  plant  into  the 
cold  stone  elevators,  are  heated  in  the  driers,  then  elevated  to  the  rotary  screen,  which 
is  enclosed  in  a  screen  house  to  prevent  the  dust  scattering  over  the  neighborhood. 
This  screen  consists  of  the  several  sections  which  are  required  to  separate  the  mineral 
aggregate  into  the  various  sizes.  The  hot  stone  passing  each  of  these  screen  sections 
drops  into  its  compartment  in  a  sectional  bin  and  is  thus  kept  separate  from  other 
sizes.  The  boxman  weighs  out  the  amount  of  each  size  required  into  a  weigh-box 
supported  on  platform  scales  with  a  multiple  beam  which  enables  him  to  weigh  each 
size  separately  and  accurately.  It  is  impossible  to  formulate  a  standard  screen  test 
or  rule  as  to  just  what  proportion  of  each  size  particle  of  mineral  aggregate  is  required 
to  produce  the  maximum  density  or  minimum  of  voids,  because  the  stone  from  different 
quarries  crush  into  different  shapes.  By  following  the  best  practice  under  the  Warren 
patents  as  described,  the  resulting  combination  of  varying  sizes  of  mineral  aggregate 
will  contain  approximately  12%  of  voids  to  be  filled  with  bitumen.  While  the  weighing 
is  taking  place  the  mixer-man  has  filled  the  bitumen  bucket  with  the  required  weight 
of  Bitulithic  cement  by  dipping  from  the  melting  tanks,  the  weight  of  bitumen  being 
accurately  measured  by  scales  on  the  bucket  carrier.  The  bitumen  and  mineral  aggre- 
gate are  then  emptied  into  the  mixer  and  thoroly  mixed  until  all  particles  are  completely 
coated  and  the  mass  has  been  transformed  into  a  uniform  bituminous  concrete,  when 
the  slide  under  the  mixer  is  opened  and  the  batch  dropped  into  the  wagon  waiting 
under  the  platform. 

"A  standard  one-car  railroad  Bitulithic  paving  plant  embodies  all  of  the  features  of 
the  semi-portable  type  and  in  addition  has  the  advantage  of  being  built  on  a  single  steel 
car  and  therefore  can  be  more  quickly  erected  ready  to  run  after  arrival  at  the  destina- 
tion. In  addition  to  this,  the  mixing  platform  overhangs  the  side  of  the  car,  so  that  if 
the  ground  surrounding  the  plant  will  allow  it,  the  wagons  can  be  driven  under  the 
mixer  from  the  rear,  thus  avoiding  the  delays  due  to  backing  under.  There  are  three 
large  kettles,  two  for  melting  and  one,  next  to  the  mixer,  for  use  as  a  dipping  kettle, 
this  kettle  being  covered  and  provided  with  an  air-tight  manhole  cover  so  that  the 
Bithulithic  cement  may  be  forced  with  compressed  air  from  it  to  the  bitumen  weigh- 
bucket.  The  dial  of  the  scales  has  two  movable  stops  which  are  placed  at  the  proper 
points  for  the  weight  of  the  bucket  empty  and  full,  which  enables  the  plant  foreman 
to  tell  at  a  glance  whether  the  mixer-man  is  weighing  accurately  or  not.  These  scales 
and  the  stone  scales  are  tested  daily  with  three  standard  test  weights  in  order  to  detect 
as  soon  as  possible  any  lack  of  adjustment." 

Warrenite  Plant  and  Its  Operation  by  Perkins  (54).     "While  the  mixture  produced 

slants  is  much  like  Bitulithic,  the  methods  by  which  it  is  obtained  are  radically 

m  those  in  use  with  the  Bitulithic  plants.     The  crushed  stone,  screenings 

placed  in  separate  piles,  and  the  required  proportion  of  each  she  as 

termined  by  laboratory  test  is  measured  into  the  drying  section  of  the 
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plant  and  there  remains  until  dried.  One  full  batch  of  mineral  aggregate  measured  in 
Aus  "»^»>w  is  fed  into  the  elevator  and  raised  to  the  hopper.  After  the  entire  batch 
m  In  the  hopper,  the  gate  In  the  chute  allows  it  to  descend  into  the  heater  drum,  which 
1st  heated  by  an  oil  flame  thru  the  combustion  chamber.  While  the  batch  is  being 
seated  it  is  slowly  forced  forward  by  spirals  inside  the  drum  towards  the  mixing  cham- 
ber. When  it  is  hot  enough  a  gate  or  chute  suspended  between  the  heating  and  mixing 
Btiambera  of  the  drum  is  tilted  and  conveys  the  entire  batch  into  the  mixing  chamber, 
nrhere  it  is  thoroly  mixed  with  Warrenite  cement  poured  in  thru  a  funnel  above  the 
platform.  The  bitumen  is  weighed  accurately  in  a  bucket  on  spring  scales,  the  same 
as  in  a  Bitutithie  plant.  When  the  batch  is  mixed  it  is  delivered  into  the  wagon  by 
another  tilting  chute  at  the  forward  end*  of  the  mixing  chamber.  While  one  batch  is 
going  thru  this  process,  other  batches  have  been  successively  started,  so  that  at  any 
one  moment  there  are,  one  batch  in  the  mixer,  one  in  the  heater,  one  in  the  hopper,  and 
one  being  measured  in  the  wheelbarrows;  yet  on  account  of  the  design  of  the  plant  each 
batch  is  kept  entirely  separate  and  distinct  from  every  other  and  for  that  reason  it  is 
possible  to  control  the  mixture  and  keep  the  proportions  of  the  various  sized  particles 
of  the  mineral  aggregate  constant  and  uniform." 

12.    Construction  of  Class  A  Pavements 

The  methods  of  mixing  and  laying  Class  A  bituminous  concretes  vary 
dependent  upon  the  mixing  plant  employed,  the  characteristics  of  the 
aggregate  and  bituminous  cement  used,  such  local  conditions  as  traffic, 
availability  of  skilled  labor,  etc,  and  the  type  of  pavement  constructed. 

Hand  Mixing.  Bituminous  concrete  of  Class  A  may  be  manufactured 
by  hand  mixing,  using  unheated  or  heated  aggregate  provided  that  a  bitu- 
minous cement  is  used,  which,  when  heated  to  a  proper  temperature,  may 
be  easily  incorporated  with  the  aggregate  so  that  each  particle  is  thoroly 
coated.  Practice  has  demonstrated  that  hand  mixing  of  unheated  aggregates 
and  coal  tar,  water-gas,  or  cut-back  asphalt  cement  is  practicable.  If  heated 
aggregates  are  used,  the  range  of  usable  bituminous  cements  is,  of  course,. 
increased.  In  connection  with  hand  mixing,  however,  usually  only  crude 
methods  of  heating  have  been  employed,  such  as  the  use  of  hot  plates  or 
pipes  upon  which  the  aggregate  is  placed  and  agitated  from  time  to  time 
by  hand  methods.  These  crude  methods  of  heating  should  not  be  employed 
as  the  general  result  is  uneven  heating  of  the  aggregate  and,  in  many  cases, 
burning  of  the  batches  of  bituminous  concrete  due  to  overheating  of  the 
aggregate.  Generally  speaking,  crude  methods  and  appliances  are  used 
with  hand  mixing,  and  it  should  be  realized  that  this  method  of  manufacture 
is  a  makeshift  and  should  only  be  used  under  special  conditions,  as  on  short 
sections  or  where  it  is  impracticable  to  use  a  mixing  plant.  With  the  multi- 
plicity of  plants  in  use  and  their  general  availability,  few  are  the  cases  where 
hand  mixing  is  justifiable. 

The  ordinary  method  of  using  the  hand  mixing  method  for  the  construc- 
tion of  pavements  on  highways  outside  of  urban  districts  is  as  follows: 
The  aggregate,  which  should  be  clean  and  dry,  is  deposited  upon  mixing 
boards  placed  on  the  foundation  course  a  few  feet  in  front  of  the  bituminous 
concrete  in  place.  In  using  a  two-section  mixing  platform,  the  aggregate 
:  should  be  deposited  at  the  end  of  the  platform  farthest  from  the  bituminous 
!  concrete  in  place.  The  bituminous  cement,  after  having  been  heated  to  the 
1  proper  temperature  in  portable  kettles,  is  distributed  over  the  pile  of  aggre- 
gate by  means  of  long-handled  dippers.  Mixing  with  long-handled  shovels 
is  then  begun,  the  coated  aggregate  being  turned  over  towards  the  end  of 
I  the  platform  nearest  the  bituminous  concrete  in  place-  During  the  process 
!  of  mixing,  more  bituminous  cement  is  added  until  the  total  amount  per 
;  1  cu  yd  of  loose  aggregate  is  from  15  to  21  gal,  the  proper;  amount  being 
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dependent  upon  the  composition  and  kind  of  aggregate,  and  grade  of  bi 
minous  cement.  After  the  aggregate  is  thoroly  coated,  it  is  deposited 
place  by  shovels.  The  bituminous  concrete  should  not  be  cast  onto  t 
foundation,  but  each  shovelful  should  be  carried  and  deposited  next 
bituminous  concrete  in  place.  Before  the  next  load  of  aggregate  is  duznpc 
the  section  of  the  mixing  platform  nearest  the  bituminous  concrete  shot 
be  transferred  to  a  position  adjoining  but  just  ahead  of  the  other  sectio 
For  further  discussion  of  hand  mixing  methods,  see  (53a)  and  (61b). 

Machine  Mixing.  The  details  of  the  operation  of  niixing  bituminous  co 
cretes  will  depend,  to  a  certain  extent,  upon  the  type  of  machine  employe 

Cement-Con*crete  Mixers  have  been  used  with  both  unheated  and  heat 
aggregate.  In  the  former  case,  the  remarks  relative  to  adaptability  of  t 
hand  mixing  method  apply  with  equal  force.  If  independent  "rotary  drie* 
constitute  part  of  the  plant  equipment,  excellent  results  may  be  secun 
with  any  of  the  bituminous  cements  used  with  Class  A  aggregates.  Gene 
ally,  the  operation  of  a  plant  made  up  of  independent  units  will  not  be 
efficient  or  economical  as  when  portable  combined  plants  are  used.  Ven 
good  results  have  been  obtained,  with  careful  supervision,  by  using  cemen 
concrete  mixers  with  heating  attachments  consisting  of  hot  air  blasts  < 
torches.  It  should  not  be  expected  that  as  uniformly  heated  aggregate  < 
as  high  temperatures  can  be  obtained  as  with  rotary  driers. 

Except  in  the  case  of  the  use  of  an  independent  rotary  drier  unit,  the  aggr 
gate  in  general  is  measured  in  wheelbarrows.  The  bituminous  cement 
measured  by  volume  or  weight,  dependent  upon  the  plant  acccssorie 
After  the  aggregate  has  been  heated  to  the  desired  temperature,  the  biti 
minous  cement  is  added  to  the  aggregate  in  the  mixing  chamber.  T1 
mixture  is  agitated  until  each  particle  is  thoroly  coated.  The  bituminoi 
concrete  is  discharged  by  the  mixer  into  wheelbarrows,  wagons,  or  truck 
transported  to  the  site  of  the  pavement  under  construction,  and  deposit* 
on  dumping  boards. 

Use  of  Cement-Concrete  Mixers  in  Rhode  Island  by  Poore  (17c).  "Refined  co 
tar  was  used  as  a  binder,  this  material  being  shipped  in  tank  cars  to  the  nearest  railm 
station,  where  it  was  steam-heated  and  barreled  by  the  contractor.  During  the  befgl 
of  the  season,  18  mechanical  mixers  were  in  operation,  laying  daily  a  total  i 
3000  ft  of  14-ft  road  surface,  2  in  thick.  The  type  of  mixer  generally  used  was  oi 
manufactured  by  the  Municipal  Engineering  and  Contracting  Co.  It  js  similar  to  tl 
H-yd  cube  batch  cement-concrete  mixer,  and  has  an  oil  torch  heating  device  for  u 
when  bituminous  concrete  is  mixed.  The  machine  is  mounted  on  four  wheels  for  traa 
portation.  It  consists  of  a  revolving  iron  box,  mounted  on  its  diagonal  axis,  and  drtu 
with  direct  gearing  by  the  steam  engine  mounted  on  the  same  frame.  The  m£n 
material  is  discharged  by  tipping  the  cube,  and  the  mixing  chamber  is  loaded  with 
sliding  skip  operated  by  a  small  cable  hoist.  An  air  compressor  for  supplying  tl 
oil  torch  is  belted  to  the  engine.  Common  fuel  oil  under  air  pressure  forms  a  blast] 
the  center  of  the  mixing  chamber  sufficient  to  dry  the  mineral  aggregate  and  expetflj 
the  work  during  cold  weather.  As  the  specification  called  for  a  cold  mix,  the  bis) 
was  not  necessary  thruout  the  day's  work. 

"The  plants  were  operated  in  two  ways;  either  as  a  portable  plant  moving  along  tl 

road  each  day,  or  as  a  stationary  unit  at  the  stone  crusher.    The  first  method  isj 

followed  where  the  work  consisted  of  scarifying  the  old  macadam  and  adding  a  ssj 

2-in  bituminous  concrete  surface.     Set-ups  were  made  at  the  intervals  covered  jiv 

day,  usually  about  200  ft.    A  12  by  12-ft  dumping  board  was  used  under  the  loads 

skip,  on  which  to  dump  the  broken  stone  hauled  from  the  railroad  siding  or  stdj 

crusher.    The  mixer  was  placed  on  planks  in  the  center  of  the  road,  being  haul] 

nhA*d  by  the  steam  roller  at  the  end  of  the  day.     Two  150-gal  portable  kettles  providi 

"lent  hot  bituminous  material.    The  proper  quantity  for  a  batch  was  measvH 

'  hand  and  carried  in  buckets  from  the  aide  of  the  road  to  the  loading  chajj 

a  barrows,  well  oiled  to  prevent  the  coated  stone  from  sticking,  were  nsedl 
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'  carrying  the  hot  mixture  to  the  road,  where  it  was  raked  out  to  the  required  depth. 
"When  the  mixer  was  used  as  a  permanent  unit  at  the  stone-crushing  plant,  the 
'  mixer  platform  was  built  at  the  same  elevation  as  the  bottom  of  the  stone  bins,  and  from 
the  latter  the  stone  could  be  discharged  directly  to  the  loading  skip.    To  allow  the 
i  vmeoated  stone  for  the  foundation  course  to  fall  by  gravity  into  wagons,  it  was  neces- 
sary to  leave  an  intervening  space  of  7  or  8  ft  between  the  stone  bins  and  the  mixer 
,  platform.     Many  of  the  mixers  ran  three  H-cu  yd  batches  in  from  10  to  15  roin.    A 
IH-cu  yd  bottom-dump  wagon  was  placed  to  receive  these  three. batches,  and  then 
hauled  to  the  road,  a  2-mile  haul  often  being  economical.     There  was  no  chilling  of  the 
mixture.     A  larger  kettle  was  used  at  the  stationary  plants  than  on  the  resurfacing 
work.     The  buckets  of  hot  bituminous  material  were  handed  from  the  ground  by  the 
Icettieman  to  the  man  on  the  raised  mixer  platform,  and  he  emptied  them  into  the  mixer 
chute.     One  engineer,  one  helper,  one  loading  man,  and  one  kettleman  were  required 
lor  the  mixer  when  in  operation.    Practically  600  sq  yd  of  2-in  surface  were  turned  out 
,  per  day  at  each  plant." 

Stationary,  Semi-Portable  and  Portable  Self-Contained  Mixing 
Plants  of  many  types  have  been  successfully  employed  in  the  manufacture  of 
Class  A  bituminous  concretes.     Naturally  the  most  economical  and  efficient 
work  has.  been  accomplished  by  plants  especially  adapted  for  mixing  Class  A 
aggregates.     Generally,  on  highway  work  outside  of  urban  districts,  the  por- 
table plant  proves  most  satisfactory.     Dependent  upon  the  plant  accessories, 
the  aggregate  is  measured  by  volume  or  weight  before  being  dried  or  by  weight 
after  drying,  the  latter  being  preferable.     The  aggregate  is  usually  dumped 
into   bucket  elevators,   which  discharge  into  rotary  driers.     In  the  best 
types  of  plants,  the  heated  aggregate  is  then  raised  by  bucket  elevators  and 
discharged  into  a  small  storage  bin.     As  desired,  the  heated  aggregate  is 
,  drawn  from  the  storage  bin  and  allowed  to  fall  directly  into  the  pug  mill 
I  mixer  or,  preferably,  first  into  a  weighing  box.     The  bituminous  cement  is 
weighed  in  scales  on  the  mixing  platform  and  then  dumped  into  the  mixer, 
ilfter  thoro  mixing,  the  bituminous  concrete  is  usually  discharged  into  a 
wagon  or  truck,  which  the  plant  arrangement  permits  to  be  placed  directly 
beneath  the  mixer. 
Comparison  of  Mixing  Methods  by  Warren  (71a).     "The  mixing  methods  are  of 
:    two  general  classes  as  to  hardness  of  bitumen,  known  as  cold  process  and  hot  process, 
;    and  two  classes  as  to  method  of  mixing,  known  as  hand  mixing  and  machine  mixing, 
»    which  will  be  treated  in  the  order  named.     The  cold  process  means  the  use  of  a  mixture 
>   of  stone  and  bitumen  of  such  a  character  that  the  ingredients  can  be  mixed  and  laid 
k  without  artificial  heat,  that  is,  at  the  temperature  of  the  air.    This  necessitates  the 
use  of  bitumen  of  a  character  which  is  liquid  when  cold  and  is  necessarily  deficient  in 
,    cementing  strength  unless  the  bitumen  is  made  liquid  by  the  use  of  a  volatile  tem- 
1    porary  liquefier  which  will  evaporate  soon  after  the  roadway  surface  is  laid.    The 
i    cold  process  is  also  necessarily  subject  to  the  weakness  that  the  moisture  has  not 
;    been  evaporated  from  the  aggregate  before  adding  the  bitumen,  which  seems  to  be 
bad  practice  to  say  the  least.    In  the  writer's  judgment,  other  things  being  equal, 
the  hot  process  gives  the  best  results;   but  it  is  necessarily  more  expensive  both  on 
:    account  of  the  more  or  less  expensive  plant  required  to  heat  and  mix  the  ingredients, 
but  also  the  greater  amount  of  labor  required  to  heat  and  roll  the  much  tougher,  denser 
»    and  harder  surface  mixture.     The.  hot  process  has  the  great  advantage  of  providing 
t    a  surface  which  is  set  hard  as  soon  as  compressed  and  chilled  to  the  temperature  of 
i    the  air. 

"Hand  Mixtures  have  the  following  advantages  over  machine  mixtures: 

1.  Comparatively  little  expense  of  plant  installation  on  account  of  which  it  is  appli- 
cable for  use  on  roadways  of  less  area  than  practicable  by  machine  methods. 

2.  No  cost  of  fuel  and  consequent  saving. 

3.  Some  writers  say  machine  mixing  labor  is  less  than  hand  mixing,  but,  taking  all 
items  of  cost  including  plant  installation  and  delivery  of  materials  to  and  from  the 
mixing  plant,  and  labor  for  mixing  and  laying,  into  consideration,  the  writer  believes 
as  a  rule  the  reverse  is  the  real  condition. 
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"The  disadvantages  of  the  hand  mixing  processes  are: 

1.  Manifestly  less  thoro  mixing  and  less  accurate  proportioning  and  uniform  dis- 


tribution of  ingredients  and  consequently  greater  variableness  of  results  than  with  a 
properly  constructed  mixing  and  heating  plant.  , 

2.  Because  of  greater  ease  in  hand  mixing,  a  marked  tendency  toward  use  of  softer 
bitumen. 

3.  Impracticability  of  getting  a  thoro  mixture  without  more  power  than  can  be 
executed  by  hand  mixing  if  the  combination  of  ingredients  are  as  dense  as  they  should 
be  to  produce  the  best  results. 

"  Machine  Mixing  methods  may  be  sub-divided  into  several  rlnrmrn  as  follows: 

1.  Mixing  without  accurately  proportioning  or  h**tfag  ingredients  for  which  ordinary 
concrete  mixers,  either  of  the  continuous  or  batch  types,  will  answer.  This  method 
has  the  advantage  of  least  expense  in  plant  and  labor  which,  in  the  writer's  judgment. 
is  very  much  more  than  counterbalanced  by  the  disadvantages  of  using  bitumen  of 
a  grade  so  soft  as  to  be  liquid  at  normal  temperature  and  of  less  accuracy  and  uniformity 
of  results. 

2.  Mixing  by  heating  without  accurately  proportioning  the  ingredients  which,  m 
the  writer's  judgment,  is  better  than  the  last  named  method  but  still  inherently 
defective. 

3.  Using  a  well  planned  mixing  and  heating  machine  specially  constructed  for  the 
purpose,  which  will  produce  the  following  essentials  to  a  maximum  degree  ef  snccosn: 

a.  Uniformity  and  accuracy  of  proportioning  of  ingredients  both  as  to  varying 
sizes  of  mineral  aggregate  and  amount  of  bitumen. 

b.  Sufficient  heat  in  the  ingredients  when  mixed  and  laid  in  the  work  to  evaporate 
moisture  and  permit  the  use  of  bitumen  hard  enough  to  furnish  a  true  binder. 

c.  When  compressed  in  the  work  a  solid,  dense,  voidless,  dry,  bituminous  concrete 
wearing  surface  which  will  to  the  greatest  possible  extent  prevent  penetration  of 
moisture,  the  enemy  of  all  road  surfaces,  and  withstand  the  troublesome  automobile 
and  other  traffic  without  shifting  or  presenting  undesirably  soft  surfaces." 

Details  of  Heating  Aggregates,  Bituminous  Cements  and  Bituminous 
Concretes.  See  Am.  Soc.  C.  E.  Spec.  Com.  recommendations,  in  this  Article, 
and  Art.  8  for  requirements  covering  heating  of  different  aggregates 
and  bituminous  cements,  and  temperatures  at  which  bituminous  concretes 
should  be  laid. 

Hsiiling  Bituminous  Mixtures  by  Mullen  (49c).  "  Whether  wagons  or  auto  trucks 
will  prove  most  economical  is  always  a  local  problem.  The  auto  trucks  are  good  for 
long  hauls  with  steep  grades,  but  there  is  frequently  greater  economy  in  the  wagon  for 
short  hauls  with  flat  grades.  Provisions  should  be  made  for  the  rapid  loading  and 
unloading  of  either,  but  especially  the  automobiles.  The  author  remembers  figuring 
on  one  job  that  cost  1  cent  a  minute  to  have  a  horse  and  wagon  of  8  tons  capacity  stand 
for  its  load,  and  6  cents  per  minute  for  a  5-ton  auto  truck.  After  that,  a  loading  hopper 
was  built. 

"Canvas  covers  on  the  trucks  are  very  good  at  all  times,  and  especially  in  chilly 
weather  when  the  crust  of  the  mixture  would  otherwise  become  too  stiff  for  proper 
raking.  They  should  be  so  arranged  that  there  is  a  8  or  4-in  air  space  between  the 
cover  and  the  load,  however,  as  this  not  only  saves  the  cover  but  also  provides  much 
better  protection  for  the  hot  mixture. 

"One  cent  per  inch  yard  mile  is  a  good  formula  to  remember  when  considering  the 
cost  of  hauling  asphalt  paving  mixtures.  That  is,  it  cost  about  1  cent  to  haul  enough 
mixture  to  lay  1  sq  yd  of  asphalt  pavement  1  in  thiek  and  weighing  about  100  lb  on  a 
street  1  mile  from  the  mixing  plant.  Multiply  1  cent  by  the  thickness  in  inches  of  the 
pavement,  and  that  by  the  number  of  miles  between  the  plant  and  the  job.  This  is  a 
rough  and  ready  rule  that  should  not  be  used  for  a  bidding  estimate,  but  it  will  help 
in  quickly  considering  the  comparative  advantages  of  various  available  plant  sites.  It 
was  the  basis  of  a  large  asphalt  hauling  contract  in  New  York  City,  at  a  time  when  team 
hire  was  $6  a  day." 

T-«iti^.    In  cases  where  neither  curbs,  gutters  nor  edgings  are  used, 

impacted  shoulders  are  constructed.     To  serve  as  definite  bounda- 

>  prevent  the  bituminous  concrete  from  being  forced  out  over  the 
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■boulders  during  rolling,  2-in  planks  may  be  placed  on  the  shoulders  at  the 
edges  of  the  roadway  and  allowed  to  remain  until  after  the  seal  coat  is 
applied. 

After  the  bituminous  concrete  has  been  deposited  on  the  foundation 
course,  it  should  be  uniformly  spread  by  raking  to  a  depth  such  that  when 
compacted  the  wearing  course  will  have  the  desired  thickness,  which  is 
usually  2  in.  For  stiff  bituminous  concrete  mixtures,  heated  shovels  should 
be  used  for  depositing  the  mix  on  the  foundation  course  and  hot  rakes  for 
spreading  the  bituminous  concrete.  Care  should  be  taken  to  see  that 
shovels  and  rakes  are  not  overheated,  as  otherwise  the  mix  may  be  burnt. 
Usually  the  back  of  the  rakes  should  be  used  to  spread  the  mix  uniformly. 
If  the  tines  are  used  for  this  purpose,  the  larger  stones  of  the  mix  may  be 
segregated  in  the  surface  of  the  wearing  course. 

After  being  uniformly  distributed,  the  bituminous  concrete  is  rolled  while 
it  is  still  warm  and  pliable.  The  rolling  should  begin  at  the  edges  and  work 
towards  the  center.  Rolling  should  continue,  without  interruption,  until 
all  roller  marks  disappear  and  the  surface  shows  no  further  compressibility. 
Any  places  which  the  roller  cannot  effectively  compress  should  be  com- 
pacted with  hot  iron  tampers.  Excellent  results  can  be  secured  by  the 
use  of  tandem  rollers,  weighing  between  10  and  12  tons  and  having  a  com- 
pression under  the  rear  roller  of  from  250  to  350  lb  per  lin  in  of  roll.  Equally 
good  results  have  been  obtained  by  using  a  5  to  8-ton  tandem  roller  to  shape 
up  the  wearing  course,  and  a  12- ton  three- wheeled  roller  for  the  thoro 
compaction  of  the  bituminous  concrete.  In  order  to  prevent  ashes  from 
dropping  onto  the  bituminous  concrete,  each  roller  should  be  provided  with 
an  ash  pan. 

The  surface  of  the  compacted  wearing  course  should  be  tested  for  ir- 
regularities and  depressions.  A  4-ft  straight  edge  may  be  satisfactorily 
used  for  this  purpose.  When  laid  longitudinally  on  any  part  of  the  surface, 
or  diagonally  or  transversely  on  each  half  of  the  roadway,  in  case  a  two- 
plane  section  is  used,  there  should  be  no  depressions  over  %  in  in  depth. 
Should  depressions  or  other  irregularities  be  found  which  require  correction, 
the  tines  of  a  rake  should  be  used  to  loosen  up  the  bituminous  concrete  if 
the  mix  is  of  such  composition  that  it  can  be  used  to  fill  the  depressions. 
If,  however,  the  maximum  sized  particles  are  1  to  1  >£-in,  the  areas  of  the 
wearing  course,  where  the  depressions  occur,  should  be  removed  and  freshly 
mixed  bituminous  concrete  used  in  making  the  repairs. 

During  the  placing  and  compaction  of  the  bituminous  concrete  and  until 
after  the  completion  of  the  seal  coat,  shoulders  and  adjacent  driveways  should 
be  kept  watered  or  oiled  to  prevent  dust  from  accumulating  on  the  surface  of 
the  bituminous  concrete.  Even  a  thin  layer  of  dust  on  the  surface  of  the 
wearing  course  materially  decreases  the  strength  of  the  bond  between  the 
seal  coat  and  the  bituminous  concrete. 

Seal  Coat.  After  the  wearing  course  has  been  rolled  sufficiently  so  that 
the  wheels  of  the  roller  do  not  make  any  creases,  a  coat  of  bituminous 
cement  is  applied  to  the  surface.  The  seal  coat  should  not  be  applied  unless 
the  surface  is  clean  and  absolutely  dry.  In  many  cases  the  bituminous 
concrete  will  have  to  be  thoroly  swept  before  the  application  of  the  seal 
coat.  From  3^  to  1  gal  per  sq  yd  of  bituminous  cement  should  be  used, 
the  requisite  amount  varying  directly  with  the  openness  of  the  compacted 
bituminous  concrete  surface  and  the  kind  of  bituminous  cement  used. 

The  best  method  of  constructing  a  uniformly  distributed  seal  coat  is  to 
use  a  hand-drawn  gravity  distributor  or  a  hand-drawn  pressure  distributor; 
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for  descriptions  of  which,  see  Sect.  14,  Art.  6.  If  the  gravity  distributor 
is  used,  it  should  be  followed  by  a  man  pushing  a  rubber  or  leather  squeegee. 
The  squeegee  should  have  a  width  greater  by  from  4  to  6  in  than  the  width 
of  the  sheet  of  bituminous  cement  as  it  falls  from  the  distributor.  By- 
being  kept  from  2  to  4  in  back  of  the  sheet  of  bituminous  cement,  a  very  even 
distribution  may  be  easily  obtained.  It  is  not  economically  practicable 
to  use  large  distributors  of  the  types  employed  in  the  construction  of  bitu- 
minous surfaces  as  it  is  not  advisable  to  leave  long  sections  of  bituminous 
concrete  exposed,  due  to  the  probability  of  the  interstices  becoming  filled 
with  dirt  and  the  surface  covered  with  a  thick  film  of  dust.  The  manner  of 
applying  the  seal  coat  also  may  be  as  follows:  The  heated  bituminous 
cement  is  placed  in  an  iron-bodied  wheelbarrow,  the  barrow  being  kept 
practically  full  of  the  hot  cement  while  the  same  is  being  used.  The  bitu- 
minous cement  is  applied  to  the  bituminous  concrete  surface  from  the  wheel- 
barrow by  means  of  brooms  in  the  amount  specified.  Altho  very  fair  results 
have  been  obtained  by  this  method,  it  is  not  recommended,  as  the  results 
secured  with  distributors  are  superior,  especially  from  the  standpoint  of 
uniformity  of  distribution  of  the  bituminous  cement. 

As  soon  after  the  application  of  the  bituminous  cement  as  possible,  a 
thin  layer  of  dry,  clean  chips  should  be  uniformly  spread  over  the  coat  of 
bituminous  cement,  the  total  amount  of  chips  being  preferably  distributed 
in  two  applications.  A  safe  rule  to  follow  is  not  to  allow  the  application 
of  the  chips  to  lag  more  than  20  ft  behind  the  placing  of  the  bituminous 
cement.  In  case  the  men  distributing  chips  are  close  upon  the  application 
of  bituminous  cement,  care  must  be  taken  to  prevent  the  chips  from  being 
applied  upon  the  wearing  course  of  bituminous  concrete.  The  chips  should 
be  rolled  at  least  twice  in  order  to  force  them  into  the  interstices  of  the 
surface  and  secure  the  maximum  bond  with  the  bituminous  cement. 

Weather  Conditions.  It  is,  of  course,  impracticable  to  lay  bituminous 
concrete  during  damp  or  rainy  weather  as  the  foundation  must  be  dry 
before  the  bituminous  concrete  is  deposited  thereon  and  the  wearing  course 
surface  must  be  dry  before  the  application  of  the  seal  coat  of  bituminous 
cement.  It  is  not  advisable  to  lay  bituminous  concrete  when  the  air  tem- 
perature in  the  shade  is  below  10°  C  (50°  F),  due  primarily  to  the  difficulty 
in  securing  a  thoroly  compacted  wearing  course.  After  rains  and  during 
damp  weather,  a  portable  cascading  or  rotary  drier  will  be  found  very 
useful  for  drying  piles  of  wet  chips.  It  is  also  advisable  to  have  at  hand 
several  waterproof  covers  for  use  in  covering  piles  of  chips,  the  section  of 
bituminous  concrete  upon  which  the  seal  coat  has  not  been  applied,  and  a 
short  section  of  the  foundation  in  advance  of  the  bituminous  concrete  in 
place.  The  use  of  covers,  in  the  manner  indicated,  will  materially  reduce 
delays  caused  by  wet  weather. 

Conclusions,  Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc.  C.  E.  (17e).  "Heating  Aggre- 
gates and  Bituminous  Cements.    Altho  satisfactory  pavements  have  been  con- 
structed using  unheated  mineral  aggregates  and  suitable  bituminous  cements,  service 
tests  demonstrate  that  the  best  results  are  secured  by  using  for  the  mineral  aggregate 
broken  stone  which  is  heated  until  thoroly  dry  to  between  66°  C  (150°  F)  and  121°  C 
(260°  F).     If  revolving  driers  in  which  the  flame  is  permitted  to  come  in  contact  with 
the  aggregate  are  used,  great  care  should  be  taken  to  insure  uniformity  of  heating  and 
so  avoid  the  danger  of  burning  the  aggregate.    In  order  to  obtain  a  fluidity  of  the 
bituminous  material  which  will  be  sufficient  to  ensure  a  proper  coating  of  the  mineral 
naoHjiiog  ^  cases  where  a  heated  aggregate  is  used,  and  also  to  prevent  injury  to  the 
"*i  material,  the  asphalt  cements  should  be  heated  to  a  temperature  between 
5°  F)  and  177°  C  (350°  F),  and  refined  tars  to  a  temperature  between  93°  C 
i  135°  C  (275°  F). 
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Mixing.  The  quantity  of  bituminous  cement  to  be  used  in  the  mix  will  depend 
the  kind  of  broken  stone  or  gravel  and  bituminous  cement,  the  character  of  the 
the  climatic  conditions,  etc.  For  the  aggregate  heretofore  mentioned  (see 
Art.  5) ,  the  bituminous  concrete  mixture  should  contain  between  5  and  8%  by  weight 
of  bitumen.  The  bituminous  concrete  should  be  mixed  in  mixers  designed  and  operated 
Misto  produce  and  discharge  a  thoroly  coated  and  uniform  mixture  of  non-segregated 
aggregate  and  bituminous  cement.  Except  on  small  contracts  and  for  repair  work, 
mixers  which  provide  for  the  heating  of  the  aggregate  by  the  use  of  a  flame  in  the 
mixing  chamber  should  not  be  used,  on  account  of  the  danger  of  burning  the  aggregate 
or  the  bituminous  cement. 

"Laying.  To  ensure  ease  of  manipulation  and  the  proper  compaction  of  the 
toituminous  concrete,  the  mixture  as  delivered  on  the  roadway  should  have  a  tempera- 
ture of  not  less  than  66°  C  (150°  F).  Experience  has  demonstrated  that  a  thickness, 
after  rolling,  of  2  in  of  bituminous  concrete  is  economical  and  efficacious.  In  order  to 
secure  an  even  surface  and  adequate  compaction  by  a  thoro  interlocking  of  the  particles 
of  the  aggregate,  a  tandem  roller  weighing  between  10  and  12  tons  should  be  used. 

"Sbal  Coat.  A  seal  coat  should  always  be  used  on  this  type  of  bituminous  con- 
crete, as  maintenance  charges  and  annual  cost  will  be  reduced  materially  thereby. 
The  seal  coat  should  consist  of  from  H  to  1  gal  per  sq  yd  of  bituminous  cement,  uni- 
formly distributed,  preferably  by  the  use  of  a  hand-drawn  distributor  followed  by  a 
squeegee.  The  bituminous  cement  should  be  covered  with  an  application  of  dry  stone 
chips,  which  should  be  rolled. 

"  Seasonal  Limitations.  Bituminous  concrete  of  this  type  should  not  be  mixed  or 
laid  when  the  air  temperature  in  the  shade  is  lower  than  10°  C  (50°  F),  as  otherwise 
it  will  be  difficult,  under  average  conditions,  to  secure  an  even  and  well  compacted 
wearing  course." 

Details  of  Construction  of  the  Ashokan,  N.  7.,  Bituminous  Concrete  Pavement  on 
part  of  the  32-mile  contract  for  a  highway  around  the  Ashokan  Reservoir  of  the  Board 
of  Water  Supply  of  New  York  City  are  described  as  follows  (20): 

"The  bituminous  concrete  was  mixed  so  that  the  resulting  mixture  contained,  by 
weight,  6.25%  of  asphaltic  cement,  the  stone  ranging  in  size  from  \i  to  1  >£  in.  The 
temperature  of  the  stone,  after  drying  and  heating,  was  fixed  at  a  maximum  of  107°  C 
(225°  F),  and  the  asphalt  ranged  from  135°  to  149°  C  (275°  to  300°  F),  as  it  was 
found  that  these  temperatures  reduced  the  draining  from  the  wagons  to  a  minimum. 

"The  resulting  mixture  was  hauled  to  the  place  of  laying  in  bottom  dump  wagons. 
The  mixture,  temperature  not  less  than  66°  C  (150°  F),  was  dumped  onto  platforms 
consisting  of  planks  placed  loosely  side  by  side,  a  few  feet  in  advance  of  laying.  From 
here  it  was  shoveled  into  place  and  spread  with  rakes  to  the  requisite  thickness  for ' 
rolling  with  an  8-ton  tandem  roller  to  a  compacted  thickness  of  2  in.  It  was  found 
that  the  compression  due  to  rolling  was  generally  V%  to  %  in.  The  amount  of  asphaltic 
cement,  including  seal  coat,  averaged  19.2  lb  or  2.3  gal  per  sq  yd  of  road  surfaced.  A 
single  plant,  Cummer,  laid  as  much  as  1500  sq  yd  of  2  in  bituminous  surfacing  in  one 
day,  but  700  to  800  sq  yd,  omitting  delays,  was  about  the  average. 

"After  rolling,  a  seal  coat,  not  to  exceed  1  gal  per  sq  yd,  was  spread  and  covered  with 
stone  chips.  The  dry  stone  chips  were  spread  in  two  operations.  The  first  spreading 
was  very  light  and  the  rolling  resulted  in  forcing  the  chips  into  the  seal  coat  between 
the  interstices  of  the  coated  stones  of  the  wearing  surface.  After  a  thoro  rolling  a 
more  liberal  coating  of  stone  chips  was  spread  and  rolled.  The  surface  was  then  ready 
for  traffic. 

"For  purposes  of  operating,  the  roads  to  be  surfaced  with  bituminous  pavement 
under  this  contract  were  divided  into  four  groups.  On  roads  of  Group  A,  the  plant 
the  contractor  had  in  effective  operation  consisted  of  from  one  to  four,  mostly  three, 
;  stone  outfits  and  one  asphalt  outfit.  On  these  roads  (during  1914)  51  700  lin  ft  of 
!  6-in  foundation  courses,  14  ft  wide,  were  laid,  and  88  000  sq  yd  of  2-in  bituminous 
'  surf  ace  and  seal  coat.  Effective  progress  was  made  on  155  days  out  of  a  total  of  170 
|  days  for  foundation  courses,  and  98  days  for  bituminous  surfacing  out  of  a  total  of 
I  160  days,  so  that  the  total  daily  average  rate  for  foundation  courses  was  304  lin  ft, 
|   and  550  sq  yd  for  bituminous  surface." 

Construction  of  Class  A  Pavements  Composed  of  Two  or  More  Layers 
of  Bituminous  Concrete.    The  use  of  this  type  of  bituminous  concrete 


892  Bituminous  Concrete  Pavements  Sect.   1 

pavement  since  1900  has  been  mostly  confined  to  Great  Britain.  Th 
aggregates  have  been  mainly  granite  and  slag,  the  use  of  the  latter  largely 
predominating.  The  excellent  tar  slag  concrete  pavements  known  m 
Tarmac,  which  have  been  laid  in  England  since  1903,  are  of  this  type 
Altho  laid  by  various  municipalities,  the  largest  yardage  of  this  type  hm 
been  constructed  by  Tarmac,  Ltd.  One  of  the  Tarmac  plants  is  locate* 
at  Wolverhampton,  adjacent  to  the  works  of  a  company  producing  larg< 
quantities  of  blast-furnace  slag.  The  large  molds  of  slag  are  transported  hy 
■mall  cars  from  the  iron  works  on  a  narrow  gauge  track  and  dumped  neai 
the  Tarmac  plant.  These  large  blocks,  while  still  warm,  are  broken  bj 
sledge-hammers  to  sises  suitable  for  the  crusher.  After  it  is  crushed  and 
screened  into  sizes  varying  from  ^  to  2 H  in,  it  is  mixed  with  a  tar  com- 
pound. Since  the  slag  is  warm,  even  after  it  has  been  crushed,  no  heating, 
preliminary  to  mixing,  is  necessary. 

Altho  in  some  cases  two  courses  of  tar  slag  concrete  are  used,  usually 
more  than  two  layers  of  tar-coated  slag  are  employed.  The  principal 
features  of  the  construction  of  three-layer  tar  slag  concrete  pavements  an 
covered  by  the  following  description  of  a  Tarmac  pavement  laid  at  Brighton- 
on-Sea,  England.  On  a  well-compacted  gravel  foundation  there  was  spread 
a  scattering  of  tar-coated  slag  chips;  the  bottom  layer  was  composed  of  21$ 
in  of  compacted  1  H  to  2^-in  tar-coated  slag;  the  second  course  consisted  of 
2  in  of  compacted  H  to  1  lA-in  tar-coated  slag;  the  third  course  was  composed 
of  a  thin  layer  of  %  to  %-\n  tar-coated  slag  chips,  which  layer  was  thoroly 
rolled ;  the  pavement  was  finished  by  rolling  a  top  dressing  of  uncoated  fine 
slag  screenings. 

Directions  for  Laying  Tarmac  by  E.  Purnell  Hooley,  County  Engineer  of  Notting- 
ham, Eng.  "Before  the  applying  of  any  Tarmac,  the  surface  of  the  road  that  win 
be  left  in  the  center  must  be  carefully  swept,  and  all  dirt,  dust  or  loose  material  removed. 
The  H*in  gauge  material  will  always  arrive  first,  and  should  this  not  happen,  notice 
must  at  once  be  given  to  the  County  Surveyor.  The  H-in  must  then  be  lightly  spread 
as  a  fine  bottom  layer  to  fill  up  any  unevenness,  to  prevent  water  rising  from  the  under 
side,  and  to  minimise  crushing.  The  H-io  should  only  be  spread  about  a  yard  in  width 
at  a  time,  so  as  to  prevent  its  being  trodden  upon  by  the  workmen  when  spreading. 
•On  this  H-in  must  immediately  be  laid  a  layer  of  2>i-in  gauge  Tarmac,  each  piece 
being  packed  as  close  to  its  neighbor  as  possible.  Generally  the  passage  over  of  the 
roller  about  four  times  each  way  is  sufficient  to  consolidate  this  first  2>f-in  layer,  and 
the  roller  must  at  all  times  roll  the  sides  towards  the  center.  When  the  surface  is  thus 
rolled,  a  small  dressing  of  H-in  gauge  Tarmac  must  be  carefully  swept  with  a  dapping 
motion  of  the  brush  into  every  interstice,  and  not  again  rolled  until  an  application  of 
1^-in  Tarmac  shall  have  been  applied.  The  roller  then  shall  pass  over  this  lH-in 
gauge  material  about  three  times  each  way,  rolling  from  the  sides  to  the  center.  "A 
sufficient  quantity  of  H-in  material  shall  again  be  applied  to  fill  up  the  interstices, 
and  the  roller  passed  over  to  place  this  filling  in  position.  On  the  completion  of  the 
whole,  a  dressing  of  fine  dry  slag  dust  shall  be  swept  over  the  surface.  After  the  first 
rain  has  soaked  the  slag  dust,  the  workmen  shall  immediately  sweep  the  whole  road 
from  the  center  to  the  sides  to  remove  any  surplus  dust  from  the  Tarmac,  and  use  as 
much  as  possible  of  this  surplus  dust  on  the  dry  sides,  if  necessary,  or  remove  it 
entirely  from  the  surface  to  the  nearest  depot.  Each  7  sq  yd  of  finished  Tarmac 
road  should  contain  approximately  1  ton.  Each  100  ton  of  material,  if  laid  by  this 
system,  should  consist  of:  3  ton  of  H-in  dry  slag;  12  ton  of  H-in  Tarmac;  40  ton  of 
lK-in  Tarmac;  45  ton  of  2>i-in  Tarmac." 

13.    Specifications  for  Class  A  Pavements 
litneral  Aggregate  Composed  of  One  Product  of  a  Stone  Crushing  and 
»ng  Plant.    Am.  Soc.  Mun.  Imp.  1917   Specifications.     For  specifi- 
for  the  mineral  aggregate,  see  Art.  8.     For  specifications  for  the 
»us  cements?  see  Art.  10. 
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"  General  Description.  The  bituminous  concrete  wearing  course  shall  consist  of 
a  compact  mixture  of  broken  stone  and  asphalt  cement  or  refined  tar  laid  to  conform 
to  the  required  grades  and  cross-sections,  covered  with  a  seal  coat  of  asphalt  cement 
and  broken  stone  chips,  and  constructed  as  hereinafter  specified. 

"  Heating  Mineral  Aggregate.  Before  entering  the  mixer,  the  broken  stone  for  the 
mineral  aggregate  shall  be  heated  until  thoroly  dry  to  between  66°  C  (160°  F)  and  121°  C 
(260°  F),  as  directed,  in  revolving  driers  in  which  no  flame  shall  be  permitted  to  come 
in  contact  with  the  broken  stone  and  in  which  the  broken  stone  shall  be  continuously 
agitated  during  the  heating. 

u  Heating  Bituminous  Cement  The  asphalt  cement  or  refined  tar  shall  be  heated 
in  kettles  so  designed  as  to  admit  of  even  heating  of  the  entire  mass,  with  an  efficient 
and  positive  control  of  the  heat  at  all  times.  Asphalt  cement  shall  be  heated  as 
directed  to  a  temperature  between  136°  C  (276°  F)  and  177°  C  (350°  F).  All  asphalt 
cement  heated  beyond  177°  C  (360°  F),  either  before  or  during  mixing  with  the  broken 
stone,  shall  be  rejected.  Refined  tar  shall  be  heated  as  directed  to  a  temperature 
between  93°  C  (200°  F)  and  136°  C  (275°  F).  All  tar  heated  beyond  136°  C  (276°  F), 
either  before  or  during  mixing  with  broken  stone,  shall  be  rejected.  No  tar  shall  be 
heated  in  kettles  containing  any  asphalt  cement  and  in  like  manner  no  asphalt  cement 
shall  be  heated  in  kettles  containing  any  tar.  Before  changing  from  one  type  of 
material  to  the  other,  kettles  shall  be  scrupulously  cleaned  in  order  to  avoid  mixtures 
of  the  two.    Any  such  mixtures  resulting  from  this  cause  shall  be  rejected. 

"  Thermometers  Furnished  by  Contractor.  The  contractor  shall  provide  a  sufficient 
number  of  accurate,  efficient,  stationary  thermometers  for  determining  the  tempera- 
ture of  the  asphalt  cement  or  refined  tar  in  kettles. 

«  Mixing.  When  thoroly  heated  to  the  temperature  directed,  the  asphalt  cement 
or  refined  tar  and  the  broken  stone  for  the  bituminous  concrete  shall  be  mixed  so 
that  the  resulting  mixture  shall  contain  between  5  and  8%  by  weight  of  bitumen, 
as  directed,  depending  primarily  upon  the  kind  of  bituminous  cement  and  mineral 
aggregate  which  are  used.  A  mixer  shall  be  used,  having  revolving  blades,  and  so 
designed  and  operated  as  to  produce  and  discharge  a  thoroly  coated  and  uniform 
mixture  of  non-segregated  broken  stone  and  bituminous  cement.  When  discharged, 
mixtures  of  asphalt  cement  and  broken  stone  shall  have  a  temperature  not  more  than 
149°  C  (800°  F)  and  not  less  than  98°  C  (200°  F)  as  directed.  When  discharged, 
mixtures  of  refined  tar  and  broken  stone  shall  have  a  temperature  not  more  than 
121°  C  (260°  F)  and  not  less  than  66°  C  (150°  F). 

"  Surface  of  Foundation.  Before  laying  the  bituminous  concrete,  the  surface  of 
the  cement-concrete  foundation  shall  be  dry  and  thoroly  cleaned.  If  any  defective 
areas  exist  in  the  cement-concrete  foundation,  they  shall  be  repaired  as  directed  at 
least  10  days  in  advance  of  laying  the  bituminous  concrete.  In  cases  where  cement- 
concrete  edging  is  not  used,  compacted  shoulders,  forming  a  continuation  of  the  surface 
of  the  foundation,  shall  be  constructed.  A  2-in  plank  shall  be  laid  on  each  shoulder 
at  the  edge  of  the  foundation.  These  planks  shall  remain  in  place  until  after  the 
seal  coat  has  been  finished. 

"  Prevention  of  Dust.  The  shoulders  of  the  road  and  adjacent  grounds  shall  be 
sufficient  sprinkled  during  the  placing  of  bituminous  material  wherever  there  would 
otherwise  be  danger  of  clouds  of  dust  blowing  over  the  pavement. 

"  Laying  Bituminous  Concrete.  The  bituminous  concrete,  heated  and  prepared 
as  specified,  shall  be  delivered  direct  from  the  mixer  to  the  point  of  deposition  on 
the  foundation  in  trucks  or  wagons,  provided  with  canvas  covers  for  retaining  the 
heat.  As  delivered  the  bituminous  concrete  shall  have  a  temperature  of  at  least  66°  C 
(150°  F).  Material  having  a  lower  temperature  than  this  shall  not  be  laid  upon  the 
foundation.  The  hot  bituminous  concrete  shall  be  dumped  upon  platforms,  constructed 
as  directed,  and  shoveled  with  hot  shovels  into  position  on  the  foundation.  The  bitu- 
minous concrete  shall  be  immediately  uniformly  spread  over  the  foundation  course  by 
men  experienced  in  such  work  and  thoroly  compacted  by  rolling.  When  compacted 
the  wearing  course  shall  have  a  thickness  at  no  place  of  less  than  2  in  and  shall  be 
free  from  surface  depressions  and  irregularities.  The  paving  shall  be  done  as  con- 
tinuously as  practicable,  to  reduce  to  a  minimum  the  number  of  joints  between  hot 
and  cold  materials.    Such  joints  shall  be  constructed  as  directed. 

"  Rolling.  The  bituminous  concrete  wearing  course,  laid  as  specified  ah"™*  oKa11 
be  rolled  at  once,  while  the  mixture  is  warm  and  pliable,  beginning  at  the 
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working  toward  the  center.  Means  for  preventing  the  bituminous  material  from 
adhering  to  the  roller  without  injury  to  the  bituminous  concrete,  shall  be  provided. 
Rolling  shall  continue  without  interruption  until  all  roller  marks  disappear  and  the 
surface  shows  no  further  compressibility.  Places  which  the  roller  cannot  effectively 
reach  shall  be  compacted  with  hot  iron  tampers. 

"  Roller.  Rollers  used  on  the  bituminous  concrete  shall  be  well  balanced,  self- 
propelled,  tandem  rollers,  weighing  between  10  and  12  tons  each.  Each  shall  have  a 
compression  under  the  rear  roller  of  between  260  and  860  lb  per  lin  in  of  roll,  and  shall 
be  provided  with  an  ash  pan,  which  shall  prevent  ashes  from  dropping  onto  the  bitu- 
minous concrete  or  seal  coat. 

"  Testing.  Before  placing  the  seal  coat,  the  surface  of  the  bituminous  concrete  shall 
be  tested  with  a  4-ft  straight  edge  laid  longitudinally  upon  any  portion  of  the  surface, 
and  any  depression  or  other  irregularity  exceeding  H  in  shall  be  satisfactorily  eliminated. 

"  Seal  Coat.  As  soon  as  possible  after  the  compaction  of  the  bituminous  concrete, 
when  the  surface  is  clean  and  dry,  a  seal  coat  of  the  hot  asphalt  cement  shall  be  evenly 
distributed  over  the  bituminous  concrete  and  uniformly  spread  by  means  of  squeegees. 
The  asphalt  cement  shall  be  applied  at  a  temperature  not  less  than  136°  C  (275°  F), 
nor  more  than  177°  C  (350°  F),  at  a  rate  of  H  to  1  gal  per  sq  yd,  as  directed.  A  thin, 
uniform  layer  of  dry,  clean  broken  stone  chips  shall  be  immediately  uniformly  spread 
in  two  applications  over  the  asphalt  cement  by  machines  or  skilled  workmen.  Each 
application  of  broken  stone  chips  shall  be  rolled  twice  by  a  self-propelled,  tandem 
roller.  The  spreading  of  the  broken  store  chips  shall  not  lag  more  than  20  ft  behind 
the  placing  of  the  asphalt  cement  coating.  Broken  stone  chips  shall  not  be  placed  en 
the  wearing  course  before  the  asphalt  cement  of  the  seal  coat  is  applied.  The  surface 
of  the  bituminous  concrete  shall  be  kept  scrupulously  clean  until  the  seal  coat  is  applied, 
and  the  contractor  shall  not  permit  any  hauling  over  the  wearing  course  before  the 
completion  of  the  seal  coat. 

"  Broken  Stone  Chips.  Broken  stone  chips  shall  consist  of  the  product  of  a  stone 
crushing  plant  obtained  by  passing  the  broken  stone  thru  a  section  of  a  rotary  screen 
having  circular  openings  %  or  M  in  in  diameter  and  over  a  screen  having  openings 
of  y$  or  H  in. 

"  Seasonal  and  Weather  Limitations.  No  bituminous  concrete  shall  be  mixed  or 
placed  when  the  air  temperature  in  the  shade  is  below  10°  C  (50°  F). 

"  Measurement  and  Payment.  The  quantity  of  bituminous  concrete  wearing  course 
to  be  paid  for  under  this  item  shall  be  the  number  of  square  yards,  measured  horizon- 
tally, satisfactorily  completed  in  accordance  with  the  specifications.  The  price  stipu- 
lated in  this  item  shall  include  the  furnishing,  crushing  and  screening  of  the  broken 
stone,  including  the  broken  stone  chips  for  the  seal  coat,  and  heating,  mixing,  placing 
and  rolling  of  the  broken  stone  and  the  asphalt  cement  or  refined  tar,  and  all  work 
and  expenses  incidental  to  the  completion  of  the  bituminous  concrete  and  the  seal  coat, 
except  the  furnishing  of  the  bituminous  cement,  which  v.  ill  be  included  for  payment 
under  the  item  Asphalt  Cements  and  Refined  Tars  for  Wearing  Course  of  Bituminous 
Concrete  Pavement  or  the  items  Asphalt  Cements  and  Refined  Tars  for  Wearing  Course 
of  Bituminous  Concrete  Pavement  and  Asphalt  Cements  for  Seal  Coat  for  Bituminous 
Concrete  Pavement.  Measurement  under  this  item  shall  not  include  any  pavement 
repaired  or  relaid,  except  as  provided  for  in  the  following  paragraph. 

"  Removing  and  Replacing  Wearing  Course.  If  the  contractor  removes,  as  directed, 
portions  of  the  wearing  course,  and  the  work  thus  exposed  for  examination  is  found 
satisfactory,  or  if  for  any  reason  he  shall  be  ordered  to  remove  wearing  course  built 
in  full  accordance  with  his  contract,  he  shall  be  paid  for  such  excavation  one-fourth 
the  price  per  square  yard  stipulated  in  this  item.  If  the  wearing  course  after  examina- 
tion is  found  to  be  of  acceptable  quality,  the  original  wearing  course  will  be  paid  for 
as  well  as  that  used  to  refill  the  excavation.  In  connection  with  the  removing  and 
replacing  of  the  wearing  course  in  accordance  with  this  paragraph,  no  quantity  shall 
be  measured  as  less  than  1  sq  yd." 

Road  Board  of  England  Specifications  for  Bituminous  Concrete  Pavement 
Having  a  Mineral  Aggregate  Composed  of  Broken  Stone  or  Slag. 

"  Foundation.     Any  road  which  is  to  be  surfaced  with  tar  macadam  (Class  A  tar 

~x  should  have  a  proper  foundation  or  sub-crust  of  adequate  thickness  to  bear 

'kely  to  use  it.    Before  laying  a  new  surface  of  tar  macadam  the  thickness  of 
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the  old  crust,  including  foundation,  should  be  ascertained  by  opening  trial  trenches  at 
intervals  averaging  about  150  yd  extending  from  the  haunch  of  the  road  to  the  center, 
such  trenches  to  be  made  alternately  on  opposite  sides  of  the  road. 

"The  Thickness  of  the  Surface  Coating  of  tar  macadam  when  consolidated  by 
rolling  should  be  from  2  to  3  in,  according  to  traffic  requirements.  For  a  greater  thick- 
ness than  3  in  the  material  should  be  applied  in  two  coats.  In  the  case  of  naturally 
hard  sub-soils,  not  materially  softened  by  infiltration  of  surface  water,  the  total  thick- 
ness of  the  road  crust,  including  foundation,  if  any,  after  consolidation  of  the  new 
surface  of  tar  macadam  by  rolling,  should  not  under  ordinary  circumstances  be  less 
than  6  in,  unless  the  sub-soil  is  so  hard  as  in  itself  to  act  as  a  good  foundation,  in  which 
case  the  thickness  of  the  road  crust  may  be  reduced  to  4  in.  In  the  case  of  clay  or 
other  yielding  sub-soils  the  total  thickness  should  not  be  less  than  11  in. 

"  Cross-Section.  The  finished  surface  should  have  a  cross-fall  of  about  1  in  32. 
If  the  crust  is  not  sufficiently  thick  at  the  crown  to  enable  this  cross-fall  to  be  obtained 
with  a  new  coating  of  the  thickness  above  mentioned,  then  the  old  surface  should  be 
left  intact  and  unscarified,  and  the  thickness  of  the  new'coat  of  tar  macadam  increased 
as  far  as  may  be  necessary.  If  the  crust  is  of  sufficient  thickness  for  the  purpose,  the 
regulation  of  the  cross-fall  should  be  carried  out  by  scarifying  the  surface  and  removing 
material  from  the  crown  to  the  sides  previous  to  the  application  of  the  new  coating. 
The  material  loosened  by  scarifying  should  be  screened  and  all  finer  material  than  H  in 
should  be  thrown  aside. 

"  The  Aggregate  of  the  new  surface  of  tar  macadam  should  be  composed  of  broken 
stone  of  approved  quality,  or  selected  slag  of  approved  quality,  and  should  contain 
at  least  60%  broken  to  the  size  of  2>4  in,  not  more  than  30%  of  from  2H  to  134  in. 
and  10%  of  %  to  H  bi  for  dosing.  The  last-mentioned  size  should  be  kept  separate 
and  used  as  top  dressing  during  rolling  operations.  The  stone  used  must  be  thoroly 
dried  before  being  coated  with  tar. 

"  Tar  Cement.  For  making  tar  macadam,  tar  should  be  used  which  complies  with 
Road  Board  Specification  Tar  No.  1,  or  Road  Board  Specification  Tar  No.  2  (see  Sect 
14,  Art.  5),  the  choice  being  determined  by  the  circumstances  of  each  case.  If  tar  No.  1 
has  been  used  for  tarring  the  stone,  care  should  be  taken,  especially  in  hot  weather,  that 
the  tarred  material  has  been  allowed  to  stand  for  a  sufficient  length  of  time  to  allow  the 
tarred  surface  of  the  stones  to  become  partially  hardened  and  in  a  tacky  condition.  If 
tar  No.  2  has  been  used  for  tarring  the  stone,  the  macadam  should  be  laid  soon  after 
being  tarred,  and  if  the  tar  be  of  the  heavier  grade  of  this  quality  the  stone  coated 
with  such  tar  should  only  be  laid  when  the  road  is  quite  dry  and  in  warm  sunny  weather. 
The  quantity  of  tar  used,  to  coat  1  ton  of  stone,  should  be  approximately  from  9  to  12 
gal,  varying  according  to  the  sizes  of  the  stone,  the  grade  of  tar  used,  the  method  of 
mixing  and  other  conditions. 

"  Laying  and  Rolling.  The  tar  macadam,  after  having  been  spread  and  levelled, 
should  be  rolled  into  a  smooth  surface,  but  too  much  rolling  should  be  avoided.  Less 
rolling  is  required  than  in  the  case  of  water-bound  macadam.  A  10-ton  roller  is  a 
suitable  size  for  use  in  most  cases,  but  good  results  can  be  obtained  by  using  a  6-ton 
roller  and  finishing  with  a  10-ton  roller. 

"  Seal  Coat.  In  order  to  get  the  best  results  from  the  use  of  tar  macadam,  it  is 
advisable  to  apply  a  coating  of  tar  to  the  surface  after  the  road  has  been  used  by  traffic 
for  several  weeks.  This  tar  should  comply  with  the  provisions  of  Road  Board  Specifi- 
cation for  Tar  No.  2,  and  should  be  poured  or  sprayed  on  the  surface  at  a  temperature 
of  about  132°  C  (270°  F).  Stone  chippings,  crushed  gravel,  coarse  sand  or  other 
approved  material,  free  from  dust,  not  larger  than  will  pass  thru  a  M-in  sq  mesh, 
should  be  used  for  gritting  in  quantity  not  exceeding  1  ton  for  300  to  360  superficial 
yd,  if  grit  is  used,  and  1  ton  for  200  to  250  superficial  yd  if  coarse  sand  is  used." 

Tarmac  Pavement  Specifications,  as  used  in  some  districts  in  England, 
are  as  follows : 

The  Croasfall  for  Tarmac  pavements  shall  be  1  in  32,  or  about  >  *  in  to  1  ft. 

Laying.  "The  Tarmac  shall  be  applied  in  two  layers,  the  bottom  layer  consisting 
of  2>£-in  gauge,  the  top  layer  of  l^i-in  gauge.  Each  layer  shall  be  separately  con- 
solidated with  a  roller  of  about  8  to  10  tons  in  weight.  The  surface  of  the  top  layer 
consolidation  should  be  well  sprinkled  with  }£-in  material,  so  as  to  fill  all  interstices, 
and  again  rolled  to  complete  consolidation  and  an  even  and  water-tight  surface,  being 
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afterwards  blinded  with  slag  or  other  suitable  grit  at  the  rate  of  1  ton  to  every  25t)| 
sq  yd  of  road  surface.  The  thickness  of  each  coat,  for  a  total  thickness  of  3  in*  shaft 
be  2  in  for  the  bottom  coat  and.l  in  for  the  top  coat;  the  proportions  of  gauges  required 
being  5  of  2J4-in,  4  of  lH-in,  and  1  of  Vs-in. 

Maintenance.  "It  is  recommended  that,  generally  speaking,  once  during  the  first 
12  months  after  completion,  the  roadway  shall  be  swept  clean  of  all  surface  matter, 
and  painted  with  refined  tar  at  the  rate  of  about  7  sq  yd  to  1  gal,  and  blinded  with 
suitable  slag  or  other  clappings  H-in  down  to  dust,  at  the  rate  of  1  ton  to  every  200  yd 
of  surface.  This  painting  should  again  be  carried  out  during  the  third  year  after 
completion." 

14.    Construction  of  Class  B  Pavements 

The  methods  of  mixing  and  laying  Class  B  bituminous  concretes  are 
similar  to  those  described  and  discussed  as  applicable  to  Class  A  bituminous 
concretes,  except  that  hand  mixing  methods  should  never  be  employed. 
The  mixing  and  laying  of  combinations  of  broken  stone,  sand  and  filler, 
or  similar  materials,  must  be  carried  on  with  exceptional  care  in  order  to 
prevent  the  segregation  of  the  different  sizes  of  the  aggregate.  The  plants 
employed  include  all  the  machines  described  in  Art.  11.  To  secure  the 
best  results,  the  plant  should  have  a  rotary  drier,  a  pug-mill  mixer,  and, 
preferably,  storage  bins  and  weighing  devices.  For  details  of  operation  of 
portable,  semi-portable  and  stationary  plants,  see  Art.  11  and  Sect.  17, 
Arts.  13  and  14.  Methods  of  laying  are  discussed  in  examples  of  construction 
given  in  this  Article,  in  Art.  12,  and  in  Sect.  17,  Art.  15,  and  are  described 
in  detail  in  the  specifications  cited  in  Art.  15.  For  methods  of  constructing 
Amie8XTB  and  Filbertike  pavements,  sec  Art.  15. 

Construction  of  Class  B  Pavements  in  Washington,  D.  C.  by  Brooke  (28b).    For 
description  of  mineral  aggregates  used,  see  Art.  6. 

"The  paving  mixture  is  prepared  in  a  sheet-asphalt  paving  plant.  The  sand  and 
stone  after  being  heated  in  separate  driers  to  about  149°  C  (800°  F),  are  conveyed  to 
the  box  used  for  mixing  binder  stone  where  the  hot  asphaltic  cement  and  cold  limestone 
dust  are  added  and  the  whole  thoroly  mixed.  The  method  of  laying  is  described  in 
the  specifications  as  follows:  The  mixture  will  be  hauled  while  hot  to  the  site  of  the 
work  and  shall  be  covered  until  deposited  on  the  street.  The  temperature  at  the  time 
of  dumping  shall  not  be  less  than  104°  C  (220°  F).  The  hot  mixture  shall  be  evenly 
spread  with  hot  tools  upon  the  base  to  such  a  thickness  as  will  make  a  layer  2  in 
in  thickness  after  rolling.  It  shall  then  be  rolled  with  a  steam  roller,  weighing  not 
less  than  1  ton  per  ft  of  tread  of  roller  until  no  further  compression  occurs.  After  the 
rolling  of  the  asphaltic  concrete  wearing  surface  has  been  completed,  there  shall  be 
spread  over  such  surface  a  thin  coating  of  asphaltic  cement,  as  used  in  the  surface,  not 
to  exceed  on  an  average  ^  gal  to  the  sq  yd,  of  such  consistency  as  shall  be  approved, 
which  shall  be  thoroly  brushed  into  the  wearing  surface  so  as  to  fill  all  voids  and  smooth 
out  any  minor  unevenness  of  the  said  surface.  There  shall  be  spread  over  and  rolled 
into  this  flush  coat  a  thin  layer  of  trap  screenings,  so  far  as  practicable  devoid  of  dust, 
in  tase  from  H-in  down,  to  secure  a  gritty,  non-slippery  surface. 

"The  asphaltic  concrete,  particularly  if  there  is  a  slight  excess  of  cement,  tends  to 
separate  during  the  haul  to  the  street,  the  fine  material  and  cement  working  to  the 
bottom  of  the  wagon.  In  cold  weather  it  is  essential  that  the  material  arrive  on  the 
street  amply  hot,  as  the  slightest  chill  stiffens  it  and  makes  it  very  difficult  to  spread 
and  rolL  For  these  reasons,  aside  from  other  considerations,  motor  trucks  have  been 
found  to  be  better  than  carts  or  wagons  for  the  hot  haul. 

"Some  difficulty  has  been  experienced  in  applying  the  flush  coat  in  sufficient  quantity 
to  seal  the  surface  without  causing  the  formation  of  a  mat  which  would  cover  up  the 
stone  aggregate  and  produce  a  slippery  surface.  The  specification  originally  provided 
for  the  application  of  a  thin  coat  of  hot  asphalt  cement.  On  several  streets  the  hot 
cement  used  in  the  paving  mixture  was  tried.  On  one  street  this  surface  was  so  objeo- 
J^Qable  that  it  has  been  necessary  to  sand  it  each  summer.  The  effect  of  the  coarse 
d  and  the  partial  wearing  off  of  the  mat  and  consequent  exposure  of  the  stone  are 


Art.  15  Specifications  for  Class  B  Pavements  897 


gradually  earing  this  stipperiness.  After  this  experience  the  hot  application  was 
abandoned  for  an  asphaltic  emulsion  which  is  applied  cold,  broomed  in,  and  then  covered 
with  chips.  After  the  evaporation  of  the  water  and  .emulsifier,  ammonia,  a  light 
^nmth*z  of  asphalt  is  left.  This  method  gives  the  rough  mosaic  surface  which  is  desired 
bat  it  is  questionable  if  there  is  sufficient  body  of  cement  to  bind  the  fine  material  and 
effectually  seal  the  surface.  It  is  believed  it  would  be  practicable  to  obtain  a  satis- 
factory flush  coat  by  applying  a  lighter  cement  with  a  power  distributor,  such  as  used 
la  »•«— H»m  surface  and  penetration  work,  and  the  engineer  department  intends  to 
try  this  method. 

"The  average  price  of  this  pavement  laid  to  a  thickness  of  2  in  after  compression, 
including  a  6-in  grave!  concrete  base  and  grading  for  same,  has  been  $1.79,  which 
includes  a  5-year  guarantee.  The  average  price  for  the  pavement  without  base  has 
been  |0.97,  including  guarantee.  The  average  cost  of  macadam  base  has  been  $0,345, 
making  cost  of  bituminous  concrete  pavement  on  macadam  base,  $1.31." 

Details  of  Construction  of  Class  B  Bituminous  Gravel  Concrete  Pavement,  built  in 
1916  on  the  Alezandria-Accotink  Road,  Fairfax  County,  Va.,  under  the  direction  of 
the  U.  S.  O.  P.  R.  (67d).  The  pavement  is  24  500  ft  long  and  has  an  area  of  88  443 
mq  yd.     For  details  of  construction  cost  data,  see  Art.  21. 

Thb  Aggregate  consisted  of  crushed  and  screened  gravel;  coarse  aggregate  passed 
1  Ji-in  and  was  retained  on  >i-in  circular  openings;  fine  aggregate  passed  K-in  circular 
openings,  and  contained  less  than  5%  of  clay;  ordinary  ground  limestone  was  used  as  a 
filler;  washed  Potomac  River  gravel,  screened  thru  >£-in  end  over  }£-in  screen  was 
used  as  top  dressing  for  seal  coat. 

Mixing.  The  mixing  plant  was  of  the  stationary  type,  operated  by  steam  power. 
The  gravel  was  excavated  by  hand,  run  thru  a  jaw  crusher,  and  screened  to  remove 
^■"ftfrg*  before  it  was  heated.  The  heating  was  done  in  two  rotary  drums,  wood  being 
as  fueL  The  fine  and  coarse  aggregates  then  were  separated  by  means  of  a  K-in 
and  stored  in  two  bins  immediately  over  the  mixer.  The  asphalt  cement,  having 
a  penetration  of  64  at  25°  C  (77°  F),  was  heated  in  two  kettles  supplied  with  steam 
coils,  and  the  mixing  was  done  in  an  ordinary  twin  pug  mixer.  The  average  time  for 
mixing  a  batch  was  1  min.  Analysis  of  61  plant  samples  of  mix  gave  the  following 
averages:  Bitumen,  6.5%;  aggregate  retained  on  M-in  screen,  64.6%;  aggregate 
rsiHng  >tf-in  screen  and  retained  on  a  200-mesh  sieve,  35.8% ;  aggregate  passing  200- 
meah  sieve,  8.2%. 

Laying.  The  hot  mix  was  dumped  from  the  trucks  or  wagons  onto  a  steel  dumping 
board  and  spread  with  hand  shovels  and  asphalt  rakes.  Then  it  was  set  by  rolling 
with  a  2H-ton  tandem  roller  and  compacted  to  its  final  shape  with  an  8-ton  tandem 
roller.  The  loose  depth  of  the  hot  mix  averaged  about  2%-in,  and  the  compacted 
depth  was  not  less  than  2  in.  The  temperature  at  which  the  material  was  spread  ranged 
from  93°  to  149°  C  (200°  to  800°  F). 

The  Seal  Coat  was  of  the  same  asphalt  used  in  the  mix,  covered  with  pea  gravel. 
The  asphalt  was  spread  at  a  temperature  of  about  177°  C  (350°  F),  about  Va  gal  per  sq 
yd  being  used.  The  pea  gravel  was  spread  at  the  rate  of  about  1  cu  yd  to  150  sq  yd 
of  surface.  After  the  gravel  was  spread  the  surface  was  rolled  with  the  8-ton  tandem 
roller. 

15.    Specifications  for  Class  B  Pavements 

Mineral  Aggregate  of  Broken  Stone  or  Gravel,  Sand  and  Filler.  HI. 
State  Highway  Dept.  1917  Specifications,  in  abstract. 

"  Teats  for  Broken  Stone.  The  crushed  stone  shall  be  hard  and  sound  and  shall 
have  a  coefficient  of  wear  according  to  the  Duval  test  of  not  less  than  8  when  used 
for  the  second  course,  and  of  not  less  than  6  when  used  for  the  lower  course  only. 
If  the  cementation  value  of  the  stone  is  less  than  25,  a  good  bonding  gravel  or  other 
material  satisfactory  to  the  engineer  shall  be  used  as  a  binder  for  the  lower  course  of 
stone.  Slag  or  similar  material  may  be  used  subject  to  the  approval  of  the  engineer. 
All  teats  shall  be  made  in  accordance  with  the  methods  outlined  in  Bui.  44  of  the 
U.  S.  O.  P.  R.»  Washington,  D.  C. 

"  The  Size  of  Crushed  Stone  that  shall  be  used  is  as  follows:  Broken  to  a  size 
that  will  pass  over  a  K-in  ring  and  will  just  pass  thru  a  1  V£-in  ring,  which  size  will 
hereinafter  be  referred  to  as  lH-u>  stone.      Not  less  than  30%  nor  more  than  80% 
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of  this  stone  shall  be  retained  on  a  Ji-in  ring.    This  stone  shall  be  dean  and  entire*] 
free  from  dust. 

"  Gravel  may  be  used  instead  of  the  sise  of  stone  designated  above  providing  is 
complies  with  the  following  requirements  for  the  respective  sizes  and  consists  of  hare 
materials  meeting  the  approval  of  the  engineer:  Ranging  from  a  sise  that  will  pnsi 
thru  a  lM-in  ring  and  will  pass  over  a  H-in  ring,  which  size  will  hereinafter  be  referred 
to  as  lH-in  gravel.  Not  less  than  26%  nor  more  than  76%  shall  be  retained  on  a  $£-** 
ring  and  at  least  30%  of  the  gravel  shall  be  crushed  material  Gravel  deficient  in 
crushed  material  may  be  used  mixed  with  crushed  stone  when  approved  by  tai 
engineer.    All  l}£-in  gravel  shall  be  entirely  free  of  dust,  clay,  loam  or  organic  matter. 

"The  following  size  of  gravel  shall  be  used  on  all  contracts:  Ranging  from  a  sin 
that  will  pass  thru  a  H-\n  ring  and  graded  to  fine  sand,  which  sise  will  hereinafter  be 
referred  to  as  grit  sand.  Not  less  than  40%  nor  more  than  80%  of  the  grit  sand 
shall  pass  thru  a  20-mesh  sieve.  It  shall  consist  of  hard  grains  and  shall  not  •*™»«T»hi 
more  than  2%,   by  dry  weight,  of  day  or  organic  matter. 

"  The  Filler  used  in  the  bituminous  concrete  shall  be  a  Portland  cement,  limestone, 
or  silica  ground  to  a  fine  dust,  at  least  75%  of  which  will  pass  a  200-mesh  sieve,  and 
at  least  95%  of  which  will  pass  a  60-mesh  sieve. 

"  The  Second  Course  shall  consist  of  1  H-in  stone,  grit  sand  and  filler  which  have 
been  mixed  with  the  bituminous  material  in  a  suitable  power  mixer  at  the  temperature 
prescribed  by  the  engineer. 

"  Bituminous  Aggregate.  In  order  to  obtain  a  dense  concrete,  the  l}£-in  stone, 
grit  sand,  filler  and  bituminous  binder  shall  be  used  in  the  proportions  required  by  the 
engineer,  but  unless  otherwise  instructed,  the  contractor  shall  mix  the  stone  and  the 
grit  sand  in  the  ratio  of  2)4  cu  yd  of  stone  to  1  cu  yd  of  sand,  and  they  shall  be  thorory 
mixed  with  160  lb  of  filler  per  cu  yd  of  stone,  and  not  less  than  80  nor  more  than  33 
gal  of  the  bituminous  material  per  cu  yd  of  stone.  Should  the  bituminous  binder 
meeting  the  requirements  of  specifications  A  contain  less  than  95%  of  bitumen,  then 
enough  binder  shall  be  used  to  furnish  not  lees  than  30  nor  more  than  33  gal  of  the 
bitumen  per  cu  yd  of  stone,  and  the  quantity  of  filler  used  shall  be  decreased  to  the 
amount  required  by  the  engineer.  The  engineer  shall  be  permitted  to  take  ramplce 
of  the  bituminous  aggregate  at  any  time  to  determine  if  the  materials  have  been  mixed 
in  the  required  proportions. 

"  Seal  Coat.  After  rolling,  a  seal  coat  of  H  to  3^  gal  of  the  bituminous  binder 
shall  be  applied  at  the  temperature  prescribed  by  the  engineer.  It  shall  be  covered 
immediately  with  just  enough  grit  sand  to  prevent  it  from  sticking  to  wheels,  and  then 
rolled.  The  road  shall  be  allowed  to  stand  for  at  least  H  day  before  being  opened 
to  traffic" 

Mineral  Aggregate  of  Broken  Stone,  Slag  or  Gravel  and  Filler.  W.  Va. 
State  Road  Comm.  1917  Specifications,  in  abstract. 

"Aggregates.  The  fine  and  coarse  aggregates  shall  consist  of  approved  atone, 
slag,  or  gravel  passed  thru  a  stone  crusher  and  crushed  so  that  all  particles  will  pass 
a  screen  having  circular  openings  IX  in  in  diameter.  The  product  of  the  crusher 
shall  be  passed  over  a  screen  having  circular  openings  \i  in  in  diameter  and  that  part 
of  the  product  which  passes  this  screen  is  designated  fine  aggregate,  while  that  part  of 
the  product  which  fails  to  pass  a  J^-in  screen  is  called  coarse  aggregate.  The  coarse 
aggregates  shall  not  contain  an  appreciable  amount  of  clay,  loam,  or  soil,  and  the 
fine  aggregate  shall  not  contain  more  than  5%  by  weight  of  such  material. 

"Filler.    The  filler  shall  consist  of  limestone  dust  or  Portland  cement,  and  shall 
be  of  such  fineness  that  all  will  pass  a  SO-meeh  sieve  and  not  less  than  66%  will 
a  200-mesh  sieve. 

"  Mixing.    The  bituminous  concrete  shall  consist  of  from  40  to  60%  by         _ 
of  coarse  aggregate,  from  30  to  45%  by  weight,  of  fine  aggregate,  from  3  to  5%,~by 
weight,  of  filler,  and  from  6  to  8%,  by  weight,  of  bituminous  material,  the  exact  per- 
centages of  each  to  be  furnished  by  the  engineer  from  time  to  time  as  the  work  pro- 
gresses.   The  fine  and  coarse  aggregate  may  be  mixed  together  in  approximately 
designated  proportions,  and  shall  be  heated  in  a  rotary  drier  to  a  temperature  of  149s 
77°  C  (300°  to  850°  F),  and  when  still  hot  shall  be  separated  into  sixes  designated 
**s  and  coarse  aggregates,  the  fine  aggregate  and  coarse  aggregate  passing;  into 
e  bins.    From  these  bins  and  before  the  aggregates  have  materially  cooled, 
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the  required  amount  of  each  aggregate  for  a  batch  shall  be  dropped  into  an  approved 
mixer.  The  required  amounts  of  filler  and  hot  bituminoua  material  shall  then  be  added, 
and  the  whole  thoroly  mixed  until  all  particles  of  the  aggregate  are  coated  with  the 
bituminous  material." 

Amieeite  Pavement:   Penn.  State  Highway  Dept.  1917  Specifications. 

"Asphalt.  The  asphalt  used  in  this  type  of  pavement  shall  conform  to  the  following 
specifications:  Specific  gravity  not  lass  than  1.00;  solubility  in  carbon  disulphide  not 
less  than  99%;  penetration  at  25°  C  (77°  F),  100  g,  5  sec,  Dow  method,  not  greater 
than  175  and  not  less  than  125,  and  after  heating  5  hr  at  163°  C  (825°  F),  a  50-g  sample 
shall  show  a  penetration  at  25°  C  (77°  F),  100  g,  5  sec,  Dow  method,  not  less  than 
W%  of  the  original  penetration;  the  ductility  at  50  penetration  shall  be  not  less  than 
SO  cm. 

"  Mineral  Aggregate.  Mineral  aggregate  for  the  bottom  course  shall  be  clean, 
crushed  rock  of  approved  quality  run  of  crusher  passing  a  2-in  screen  and  being  retained 
on  a  K-in  screen,  free  from  foreign  materials.  The  French  coefficient  of  wear  shall  be 
not  leas  than  12.  Mineral  aggregate  for  the  top  course  shall  be  similar,  except  that 
all  of  it  shall  pass  a  %-in  screen  and  be  retained  on  a  Ji-in  screen. 

"Filler.  The  filler  shall  be  clean,  crushed  rock  screenings  of  approved  quality, 
all  passing  a  M-*n  screen. 

"  Mixing.  The  mineral  aggregate  shall  be  treated  with  a  liquefier  to  make  the 
asphalt  adhere.  The  asphalt  heated  to  approximately  135°  C  (275°  F)  then  shall  be 
added  and  after  the  mineral  aggregate  is  coated  thoroly,  ground  oxide  or  hydrate  of 
ttnte  shall  be  added.  The  ingredients  referred  to  above  shall  be  mixed  in  the  following 
proportions: 


Mineral  aggregate. 
Kller... 7VT.    .... 

Asphalt 

Lime 

Liquifier 


f 


Bottom  Course 

Top  Course 

86  to  90% 

4  to    6% 

5  to    6% 

Hto    1% 
Hto    1% 

86  to  90% 
5  to    8% 
5  to    7% 

Hto    1% 
Hto   1% 

"  Unloading  Surface  Mixtures.  When  necessary,  the  Amiesite  may  be  steamed  to 
facilitate  its  unloading  from  cars.  Steam  pressure  shall  not  exceed  15  lb  to  the  sq  in 
and  the  Amiesite  shall  not  be  steamed  more  than  15  min  in  any  one  place.  This  work 
shall  be  done  under  the  supervision  of  the  inspector  in  charge. 

"  Delivery  of  Surface  Mixtures.  Amiesite  surfacing  materials  shall  be  delivered  upon 
the  work  in  tight  vehicles,  cleaned  previously  of  all  foreign  materials.  The  surfacing 
materials  shall  be  unloaded  from  the  wagons  upon  iron  sheets  or  boards  at  such  dis- 
tance from  the  point  of  spreading  that  all  the  mixture  will  be  turned  completely 
in  distributing  it  to  place.  The  dispatching  of  vehicles  shall  be  arranged  so 
that  all  material  delivered  may  be  placed  and  shall  have  received  initial  rolling  in 
daylight. 

"  Placing  Wearing  Surface.  The  bottom  course  shall  be  spread  in  a  uniform  layer 
of  not  lees  than  2>£  in  in  depth  when  measured  loose,  using  blocks  or  strips  to  insure 
an  even  distribution,  and  then  rolled  thoroly.  If  any  depressions  appear  they  shall 
be  filled  with  Amiesite  and  rolled  unto  the  surface  is  even  and  to  the  grade  desired. 
After  this  preliminary  rolling  the  top  course  shall  be  applied,  not  less  than  1  in  in 
depth,  loose  measurement,  and  raked  to  an  even  depth  so  as  to  cover  the  underlying 
bottom  course  and  fill  the  voids.  The  bottom  course  in  no  case  shall  be  spread  more 
than  300  ft  In  advance  of  the  top  course,  nor  more  than  50  ft  of  the  bottom  course 
■hall  be  left  uncovered  during  the  night.  The  total  compressed  depth  of  finished 
Amiesite  surface  shall  be  not  less  than  2  in. 

"  Conditions  for  Placing.  No  Amiesite  shall  be  spread  when  the  road-bed  contains 
depressions  holding  water.  The  Amiesite  shall  be  kept  clean  at  all  times.  Dirt  or 
other  foreign  material  shall  not  be  allowed  to  mix  with,  under,  or  on  the  Amiesite 
while  being  unloaded  from  cars,  spread  and  rolled.    Should  the  bottom  course  become 
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coated  or  partly  coated  with  dust  or  dirt  before  the  top  course  can  be  applied,  the 
part  thus  coated  shall  be  swept  and  then  given  a  light  application  of  bituminous  cement 
that  can  be  applied  from  a  sprinkling  pot  so  constructed  that  a  thin  and  uniform 
application  can  be  made  easily. 

"  Rolling.  After  the  top  course  has  been  spread  evenly  to  grade,  tjie  surface  shall 
be  rolled  with  a  power  roller  of  at  least  8  tons  weight  until  the  material  is  compacted 
thoroly  and  ceases  to  creep  in  front  of  the  roller.  The  rolling  shall  start  from  the 
side  lines  of  the  street  or  road  and  work  toward  the  center.  Care  shall  be  taken  that 
the  shoulders  are  firm  and  solid,  as  otherwise  the  surface  mixture  will  iron  out  to  a 
feather  edge  and  crack.  No  rolling  shall  be  done  unless  the  Amiesite  is  free  from 
water.  The  road  shall  be  rolled  also  diagonally  and  transversely,  the  amount  of  these 
rollings  equalling  the  longitudinal  rolling. 

"  Surface  Finish.  After  this  rolling  is  finished,  approved,  clean,  dry  sand  or  ap- 
proved fine  stone  screenings  passing  a  M-in  screen  shall  be  spread  in  a  thin  layer  and 
rolled.  The  road  then  may  be  thrown  open  to  traffic.  The  finished  surface  ahail 
conform  with  the  grade  and  cross-sections  given." 

Filbertine  Pavement:    Penn.  State   Highway  Dept.  1917  Specifications. 

"Asphaltic  Cement.  The  asphaltic  cement  shall  be  known  as  R.  Y.  Filbert's  Im- 
proved Waterproof  Filbertine  Paving  Cement  and  shall  comply  with  paragraphs 
168  and  159.  The  penetration  of  the  asphaltic  cement  .100  g,  6  sec,  25°  C  (77°  F), 
shall  be  60  to  65,  as  directed. 

"  Composition  and  Preparation  of  Mixture.  The  mineral  aggregate  in  the  Filbertine 
mixture  shall  be  composed  of  sound,  hard,  crushed  trap  rock,  having  a  French  co- 
efficient of  wear  of  not  less  than  12,  or  other  approved  stone  having  a  French  coefficient 
of  wear  of  not  less  than  10;  sand  such  as  required  for  asphaltic  wearing  surface  mix- 
ture, paragraph  160;  and  stone  dust  or  Portland  cement,  which  shall  be  combined  with 
the  asphaltic  cement  within  the  following  proportions  best  suited  for  making  a  dense 
mixture: 

Bitumen 6  to    8% 

Filler,  stone  dust,  or  Portland  cement , 4  to    6% 

Stone,  %-in  hard  crushed 55  to  60% 

Sand 80  to  86% 

Other  ingredients not  more  than  1% 

"  Delivery  of  Surface  Mixture.  Filbertine  mixture  shall  be  delivered  upon  the 
work  in  tight  vehicles  previously  cleaned  of  all  foreign  materials.  The  vehicles  shall 
be  covered  with  canvas  of  sufficient  size  to  protect  the  entire  load  and  shall  be  dis- 
patched so  that  all  materials  delivered  may  be  placed  and  shall  have  received  initial 
compression  in  dayligh  . 

"  Placing.  The  mixture,  on  reaching  the  work,  shall  be  deposited  outside  of  the 
area  on  which  it  is  to  be  spread  and  then  shall  be  spread  on  the  prepared  foundation 
by  suitable  means  to  proper  depth,  the  whole  of  the  mixture  being  turned  completely 
in  distributing  to  place. 

"  Rolling.  Initial  compression  shall  be  effected  with  a  tandem  power  roller,  weigh- 
ing approximately  2>£  tons,  having  a  main  roll  of  such  width  as  to  give  a  compression 
of  approximately  125  lb  per  in  width  of  tread,  and  final  compression  shall  be  effected 
with  a  power  roller  of  at  least  8  tons  weight.  The  rolling  shall  include  complete 
transverse  and  an  equal  amount  of  longitudinal  rollings  and  two  diagonal  rollings  ap- 
proximately at  right  angles  one  to  the  other.  Hot  iron  tampers  shall  be  used  where  the 
roller  cannot  be  used.  The  rolling  and  tamping  shall  be  continued  until  the  resul- 
tant wearing  surface  is  compressed  thoroly  and  is  dense,  slightly  elastic,  firm  without 
brittleness,  and  durable.  The  wearing  surface  as  thus  constructed  shall  have  a 
depth  of  not  less  than  2  in  after  ultimate  compression. 

"  Seal  Coat.     Immediately  after  the  initial  compression  and  while  the  surface  is 

still  hot,  a  prepared  seal  coat  shall  be  applied  uniformly  and  in  such  a  manner  as  to  fill 

thoroly  all  the  surface  voids  in  the  Filbertine  mixture  and  not  to  leave  a  coating  of 

**%n  \i  in  on  the  surface  of  the  pavement.    The  seal  coat  mixture  shall  consist 

-graded  sand,  as  required  for  asphaltic  wearing  surface,  paragraph  160,  coated 

~  to  10.5%  of  bitumen  by  weight.     Asphaltic  cement  as  previously  specified 

sed  in  the  seal  coat  mixture.     The  mixing  shall  be  done  in  a  suitable 
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Hiamral  mixer.  The  seal  coat  mixture  shall  be  rolled  at  once  and  thoroly  into  the  Fil- 
bertine  mixture  so  as  to  form  a  perfect  bond  and  the  finished  surface  shall  be  firm 
and  true  to  crown  and  cross-sections." 

16.    Construction  of  Class  C  Pavements 

The  methods  of  mixing  bituminous  concretes  of  Class  C  vary  to  a  marked 
degree  on  account  of  the  radical  differences  in  the  characteristics  of  the 
mineral  aggregates  and  the  products  of  bituminous  concrete  which  are 
included  in  this  classification. 

Topeka  and  Bitoslag  Pavements.  The  methods  of  mixing  and  laying 
are  similar  to  those  described  in  Art.  14  as  applicable  to  the  construction 
of  Class  B  pavements.  As  the  maximum  size  of  the  mineral  aggregate 
used  ii>  the  Topeka  mixture  passes  a  >£-in  screen  and  the  maximum  size  of 
the  slag  aggregate  of  the  Bitoslag  bituminous  concrete  passes  a  J4-in  screen, 
and.  furthermore,  as  the  general  composition  of  the  aggregates  are  some- 
what similar,  the  methods  of  construction  of  these  pavements  may  be  identical. 
To  secure  the  best  results,  the  mixing  plant  should  have  a  rotary  drier, 
a  pug-mill  mixer,  storage  bins  and  weighing  devices.  In  order  to  readily 
secure  uniform  mixtures  of  bituminous  concrete,  the  plant  should  have 
a  screen  by  means  of  which  the  aggregate  may  be  separated  into  fine  and 
coarse  aggregates,  deposited  into  two  bins  and  separately  weighed.  For 
details  of  operation  of  portable,  semi-portable  and  stationary  mixing  plants, 
see  Art.  11  and  Sect.  17,  Arts.  13  and  14. 

Latino.  Methods  of  laying  are  discussed  in  the  examples  of  construc- 
tion given  in  this  Article,  in  Art.  12,  and  in  Sect.  17,  Art.  15,  and  are  described 
in  detail  in  the  specifications  cited  in  Art.  17. 

Seal  Coats.  Practice  varies  relative  to  the  use  of  seal  coats  on  Topeka 
pavements.  The  efficiency  of  seal  coats  depends  mainly  upon  the  kind  of 
aggregate,  and  the  amount  and  character  of  the  traffic.  Based  on  service 
tests,  it  does 'not  appear  that  Bitoslag  pavements,  which  have  a  finer  aggre- 
gate than  Topeka,  require  bituminous  seal  coats.  Generally,  it  will  prove 
economical  to  use  seal  coats  on  Topeka  pavements  subjected  to  horse- 
drawn  commercial  traffic  as  the  blows  from  horses'  shoes  may  dislodge  Y\ 
to  H-ia  particles  of  aggregate  in  the  surface  of  the  pavement.  In  cases 
where  gravel  is  used  for  the  coarse  aggregate,  it  is  always  advisable  to  use 
a  seal  coat  to  prevent  the  particles  of  gravel  from  pitting  out.  Seal  coats 
on  Topeka  wearing  courses  should  be  thin  and  uniform  in  amount.  The 
method  of  application  must  be  varied  to  suit  the  characteristics  of  different 
kinds  of  bituminous  cements.  For  example,  a  tar  cement  can  readily  be 
applied  by  hand-drawn  gravity  or  pressure  distributors  or  pouring  cans  and 
further  distributed  by  brooms,  mops  or  squeegees,  whereas  some  asphalt 
cements  used  with  Topeka  aggregates  would  require  mixing  with  a  flux 
before  it  would  be  practicable  to  distribute  them  in  as  small  an  amount 
as  }4  to  \i  gal  per  sq  yd.  These  seal  coats  are  completed  by  a  thin  applica- 
tion of  coarse  sand,  fine  gravel,  or  stone  chips,  which  is  thoroly  rolled. 
Topeka  pavements,  which  are  not  finished  with  a  seal  coat,  and  Bitoslag 
pavements  are  completed  by  the  application  over  the  thoroly  rolled  wearing 
course  of  a  thin  dressing  of  Portland  cement  or  other  fine  mineral  matter. 
Topeka  pavements  thus  finished  have  proved  satisfactory  when  subjected 
to  traffic  composed  mainly  of  motor  vehicles. 

Form  for  Daily  Report  on  Modified  Topeka  Mixture  by  Mullen  (49b),  giving  data 
relative  to  one  sample  taken  during  the  construction  of  the  St.  Augustin-Quebec  Road 
in  the  Province  of  Quebec,  Can. 
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FORMULA  OF 

MANUFACTURE 

POUNDS 

PER- 

CERT 

SAMPLE  OP  ASPHALT  MIXTURE 

ASPHALT 

CEMENT 

IOC 

)             10 

taken  at  mixer  of  plant  of 

HLLER— 

STORE  OUST 

12C 

)        12 

LAGANIERE,  HOUDE  &  CO.,  ST.  FOY, 

EJLLCR- 

PORTLAND 

CEMERT 

, 

by  Mr.  Abias  Pepin,  0.  E.# 

SARD  FROM 

COLLECTOR 

10:00  A.M.,  FRI.,  OCT.  12,  1917. 

NEATIN6  DRUM 

57C 

>        57 

Mixture  going  to  surface 

4-MESH  STONE 
MATINS  DRUM 

21C 

I        21 

SAINT  AUGUSTINE -QUEBEC  ROAD 

t-MESK  STORE 
HEATING  DRUM 

REMARKS:     A  very  flood  mixture. 

TOTAL  BATCH 

100C 

)      100 

OF  MIXTURE 

V"   M-2560 

RESULTS  OF  TESTS  OF 
SAMPLE  SUBMITTED 

MODEL 

MIXTURE 

VARIA- 
TIONS 

SPECIFICATIONS 

Ms.    1    Mas.       TOTALS 

SITU  MEN 

10 

2 

10 

2 

10 

10 

8    1    12 

PASS- 
ING 

HELD 
ON 

NOTE :  Figures  show  percentages  by  weight. 

200 

HESN 

10 

0 

10 

0 

10 

10 

7 

14 

Not 
Than. 

100 

200 

1G 

3 

19 

3 

9 

18 

7 

25 

80 

100 

3 

0 

9 

18 

50 

80 

11 

3 

22 

4 

16 

23 

3 

25 

11 

40 

50 

11 

1 

7 

3 

18 

to 

36    . 

30 

40 

6 

7 

14 

5 

6 

12 

3 

14 

7 

to 

25 

20 

30 

2 

6 

4 

3 

.9 

10 

20 

5 

2 

2 

2 

6 

4 

10 

15 

0 

23 

6 

18 

27 

11 

25 

20 

2 

4 

8 

6 

9 

4 

10 

35 

2 

PENETRAT16H        __       ■ 

OF  ASPHALT                60 
CEHCRT 

TOTAU8 

100 

0 

100 

0 

100 

100 

TEST              fl 
RUR  BT         **• 

Worm  CopyrloMed,  jgxft,  by  Charles  A.  MmXUt^  xatonHerstg  Co.,  Ltd: 

Topeka  Tax  Concrete  Pavements  by  Sharpies  (59).    "In  Pittsburgh,  Pa.,  many 

streets  were  laid  from  1890  to  1898  under  the  name  of  Vulcanite  pavement,  using  coal 

+•*  ni'fCh  or  a  mixture  of  coal  tar  pitch  and  asphalt  as  a  bituminous  cement.    The 

aggregate  varied  greatly  in  different  streets  but  might  be  said  to  follow  in 

e  Topeka  mix.    Lang  Ave.  is  an  example  of  the  true  Topeka  mix  and  was 

12.    The  cement  used  was  49°  C  (120°  F)  melting  point  coal  tar  pitch,  about 
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80%  free  carbon,  with  some  small  percentage  of  Trinidad  asphalt.  The  street  is  resi- 
dential with  a  residential  street  traffic  and  would  be  Hswwnd  as  in  good  condition  at  the 
present  tame  (1914)*  with  only  nominal  repairs  during  its  22  years  of  use. 

"  Much  of  the  early  tar  concrete  work  in  New  England  resembles  closely  Topeka  mix 
with  the  H-in  crushed  stone  replaced  by  pebbles.  The  following  screening  analyses 
of  typical  New  England  tar-concrete  sands  show  that  sands  in  Newton  and  Brighton, 
fall  within  the  Topeka  specification. 


Mineral  Aggregate 


200-mesh 

40-mesh 

10-mesh 

4-mesh 

2-mesh 


Topeka 


6  to  11% 
18  to  80% 
26  to  55% 

8  to  22% 
less  than  10% 


Newton 


■9& 
8% 


4 
24 

66.0% 

12.4% 
2.9% 


Brighton 


5.0 
18.6 
64.8y0 
17.1% 

4.6% 


"The  percentage  of  tar  cement  used  in  New  England  is  usually  larger  than  called  for 
in  the  Topeka  spedflcation.  The  exact  amount  is  varied  to  suit  the  particular  sand 
used,  but  often  runs  as  high  as  12%.  It  was  believed  that  a  large  excess  provided  a 
reservoir  of  tar  cement  which  was  drawn  upon  as  needed.  It  would  seem  from  more 
recent  work  that  a  smaller  percentage  of  refined  tar  in  the  mix  with  provision  for  seal 
coats  as  needed  would  be  more  economical  in  the  long  run.  Based  upon  this  principle, 
work  has  been  done  with  as  little  as  6%  cement.  With  this  small  percentage,  it  has 
been  definitely  proved  that  a  seal-coat  protection  is  a  necessity.  Eight  percent  would 
seem  to  be  a  better  starting  point,  and  modifications  in  the  percentage  should  be  made 
to  suit  local  conditions. 

"A  study  of  successes  and  failures  in  New  England  tar  concrete  showB  that  the 
requisites  for  success  in  using  coal  tar  cement  in  Topeka  mix  are: 

1.  Carefully  prepared  foundations  with  due  attention  to  drainage. 

2.  Suitable  sands.  Either  too  fine  or  too  coarse  sands  are  to  be  avoided.  A  sharp 
sand  gives  better  results  than  rounded  grains  and  a  mineral  aggregate  which  has 
structural  strength  in  itself  is  to  be  aimed  at. 

8.  A  carefully  prepared  straight-run  coal  tar  cement  with  a  melting  point  of  88°  to 
49°  C  (100°  to  120°  F),  H-in  cube  method  in  water,  varied  to  suit  traffic  conditions 
and  local  mineral  aggregate  available. 

4.  Careful  handling  of  the  coal  tar  cement.  Coal  tar  cement,  like  other  bituminous 
materials,  is  easily  changed  by  heating  to  a  high  temperature  or  by  holding  a  long  time 
at  a  comparatively  low  temperature,  104°  C  (220°  F),  in  open  kettles.  Refined  tar, 
mineral  aggregate,  and  the  mix  should  be  kept  at  or  near  104°  C  (220°  F).  This  point 
must  be  especially  insisted  upon  when  high  melting  point  materials  have  previously 
been  used. 

5.  Expert  supervision  is  just  as  essential  as  in  all  other  pavirkg  work.  The  exact 
method  best  for  local  handling,  the  exact  percentage  of  bitumen  required,  the  correct 
proportion  of  mineral  aggregate,  are  matters  requiring  judgment  and  experience." 

Bitulithic  and  Warrcnite  Pavements.  The  methods  of  operating  Bitu- 
lithic  and  Warrenite  plants  for  the  manufacture,  respectively,  of  Bitulithic 
and  Warrenite  bituminous  concrete  mixtures  are  fully  described  in  Art.  11, 
and  are  discussed  in  Art.  7.  Methods  of  mixing,  laying  and  finishing 
Bitulithic  bituminous  concretes  are  covered  in  the  requirements  of  the 
specifications  cited  in  Art.  17,  and  described  in  examples  of  construction 
given  in  this  Article. 

Details  of  Construction  of  Bitulithic  Pavement  in  Pierce  County,  Wash.,  by  White 
(72).  "The  pavement  has  a  2-in  Bitulithic  top,  16  ft  wide,  containing  49  878  sq  yd, 
laid  on  a  6-in  1:8:6  concrete  base,  with  6-in  concrete  curbs.  The  cost  to  the  County 
was  81.445  per  sq  yd  divided  as  follows:  Subgrade  and  extras,  including  curbs,  23.4 
cents;  concrete  base,  60  cents;  Bitulithic  top,  68.6  cents. 

Mixing.  "In  the  construction  of  this  work  a  one-car  asphalt  plant  was  ""J  u" 
^wgtng  the  sand  bin  into  four  compartments.    The  plant  consisted  of  a  rot) 
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to  heat  the  sand  and  rock,  oil  being  used  for  fuel,  elevators  to  lift  it  into  the  elevated 
screens  and  separate  it  into  the  different  sizes,  and  the  bins  into  which  the  sand  and 
rock  passed  after  screening;  there  were  three  kettles,  heated  by  coal  and  staves  of  the 
barrels  that  contained  Bitulithic  cement,  in  which  the  Bitulithic  cement  was  heated,  a 
weighing  machine  having  a  scale  of  seven  beams,  and  weighing  platform,  buckets  and 
mixing  boxes.  The  crushed  rock  and  sand  were  separately  piled  near  the  end  of  the 
rotary  drum.  A  two-horse  scraper  was  used'to  bring  the  rock  and  sand  to  the  elevators 
where  they  were  shoveled  into  the  elevators  which  empty  into  the  heating  drum.  It 
took  about  4  min  from  the  time  the  aggregate  started  in  the  drum  to  reach  the  bin. 
The  rock  was  heated  from  116°  C  (240°  F)  to  121°  C  (260°  F).  After  leaving  the  drum 
the  aggregate  was  lifted  onto  the  screens  which  separated  it  into  four  sixes,  passing 
into  as  many  bins.  No.  1  bin  contained  aggregate  passing  10-mesh;  No.  2  bin  con- 
tained aggregate  passing  \i-\n  screen  and  retained  on  10-mesh;  No.  3  bin  passing  K-*n 
screen  and  retained  on  Jtf-in;  No.  4  bin  passing  IK -in  screen  and  retained  on  H-in. 
The  following  proportions  were  generally  used,  tho  some  little  variation  was  made  to 
fit  different  materials:  815  lb,  No.  1  bin;  90  lb,  No.  2  bin;  140  lb,  No.  8  bin;  440  lb. 
No.  4  bin;  and  15  lb  of  dust  finer  than  200-mesh.  This  made  1000  lb  of  aggregate,  to 
which  was  added  88  lb  of  Bitulithic  cement  heated  to  121°  C  (250°  F).  These  materials 
were  carefully  weighed,  passed  into  a  twin  pug  mill  and  thoroly  mixed  for  about  1  min 
40  sec,  and  then  dumped  into  a  wagon  which  stood  underneath  to  receive  it. 

Laying.  "It  was  hauled  by  teams  and  dumped  onto  the  street,  shoveled  over  until 
it  was  about  the  thickness  required,  raked  to  as  smooth  a  surface  as  possible.  It  was 
then  rolled  with  a  10-ton  roller  until  thoroly  smooth  and  no  appreciable  compression 
appeared,  and  it  did  not  creep  under  the  roller.  If  any  low  places  developed,  a  little 
more  material  was  put  on  to  bring  it  to  the  required  grade  and  thickness.  After  it  was 
rolled,  a  squeegee  car  was  used  to  spread  the  Bitulithic  cement,  which  was  heated  in 
kettles  on  the  street,  and  the  top  was  thoroly  coated  with  the  Bitulithic  cement,  using 
approximately  Ji-gal  per  sq  yd,  and  then  covered  with  hot  screenings  from  the  No.  1 
bin  with  a  little  excess  sand  and  put  on  by  a  sand-spreading  machine  using  approx- 
imately 25  lb  per  sq  yd.     The  pavement  was  then  thoroly  rolled  with  a  10-ton  roller. 

Organization.  "The  force  required  at  the  plant  and  the  wages  paid  were  as 
follows: 

1  superintendent,  furnished  by  the  patentees $200 .  00  per  month; 

1  foreman 100 .  00  per  month; 

4  feeders,  3  using  shovels  and  1  a  hoe,  to  feed  the  aggre- 
gate into  the  elevators;  1  drum  fireman;  1  boiler 

man;  1  hopper  man;  1  mixer  man;  each 2. 60  per  day; 

1  team 5 .  00  per  day; 

1  night  watchman 3 .  00  per  day. 

From  3  to  13  teams,  costing  $5  per  day,  were  used  to  haul  the  material. 
"The  street  force  was  as  follows: 

1  foreman $4 .  00  per  day; 

1  roller  man 3 .  50  per  day; 

1  man,  cleaning  pavement 2 .26  per  day; 

1  wagon  dumper;  1  tamper;  5  shovelers;  2  rakers; 

2  squeegee  men;  each 2 . 50  per  day. 

Warrenite  Constructed  with  Oyster  Shell  Aggregate  (27c).  "An  interesting  example " 
of  the  use  of  a  bituminous  surface,  using  oyster  shell  aggregate,  may  be  seen  on  the 
Beckwith  Neck  Road  connecting  Cambridge  and  Hillspoint  in  Dorchester  County,  M d. 
The  stretch  of  road  improved,  located  about  1  mile  beyond  the  town  of  Cambridge,  waa 
laid  in  five  continuous  sections,  each  section  containing  a  different  mixture,  as  follows: 
(1)  Whole  shells,  crushed  shells  and  bitumen;  (2)  whole  shells,  crushed  sheik,  sand  and 
bitumen;  (3)  whole  shells,  sand  and  bitumen;  (4)  crushed  shells,  sand  and  bitumen; 
(5)  beach  gravel,  screened  and  graded  with  coarse  sand,  fine  sand  and  bitumen,  a  check 
for  use  in  determining  the  relative  wear.  The  type  of  bituminous  concrete  is  known 
as  Warrenite  and  the  surface  was  mixed  and  laid  by  the  Warren  Brothers  Co. 

This  surface  was  laid  in  the  early  summer  of  1911.     When  inspected  in  Oct.  1913, 

-*l  condition  of  the  surface  was  found  to  be  good.     In  the  sections  where  whole 

used  some  of  the  whole  shells  which  were  near  the  surface  with  their  flat 

•jre  cracked.     The  most  satisfactory  section  was  the  one  in  which  shell, 

3am  a  1-in  ring,  sand  and  bitumen  were  used/ 
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17.    Specifications  for  Class  C  Pavements 

Topeka  Pavement,  Am.  Soc.  Mun.  Imp.  1917  Specifications.  For  speci- 
fications for  subgrade,  drainage  and  foundations,  see  Art.  4.  For  speci- 
fications for  mineral  aggregate,  see  Art.  8. 

"  General.  On  the  foundation,  as  heretofore  specified,  shall  be  laid  the  bituminous 
concrete  wearing  surface,  which  shall  consist  of  a  mineral  aggregate  mixed  with  bitu- 
minous cement  and  laid  as  hereinafter  specified. 

"This  wearing  surface  shall  have  a  thickness  of inches  after  thoro  compression 

with  a  roller.  For  heavy  traffic  a  thickness  of  2  in  is  sufficient  for  all  practical  pur- 
poses and  in  some  cases  will  afford  more  stability  than  a  greater  thickness.  For 
moderate  and  light  traffic  1H  in  will  be  sufficient  thickness  for  the  wearing  surface  when 
laid  on  a  well  constructed  base  as  specified  above. 

44  Method  of  Mixing.  The  aggregate  shall  be  dried  and  heated  in  properly  designated 
driers  before  mixing  with  the  bituminous  cement.  The  driers  shall  be  of  the  revolving 
type,  thoroly  agitating  and  turning  the  materials  during  the  process  of  drying.  When 
the  aggregate  is  thoroly  dried  and  heated  to  a  temperature  of  from  98°  to  177°  C 
(200°  to  350°  F),  depending  upon  the  bituminous  cement  used,  it  shall  be  immediately 
before  cooling  or  exposure  to  moisture,  mixed  with  the  hot  bituminous  cement  as 
hereinafter  specified.  If  stone  dust  is  used,  it  shall  be  introduced  directly  into  the 
mixer  without  passing  thru  the  drier.  The  bituminous  cement  shall  be  melted  in  a 
tank  arranged  so  the  heat  can  be  properly  and  easily  controlled  and  regulated.  When 
melted  and  raised  to  a  temperature  of  from  93°  to  177°  C  (200°  to  360°  F),  depending 
on  the  bituminous  cement  used,  it  shall  be  combined  in  the  proper  proportions  with 
the  hot  aggregate  and  immediately  mixed  in  a  properly  designed  revolving  mixer 
until  a  thoro  and  intimate  mixture  of  the  ingredients  has  been  accomplished  and  the 
particles  composing  the  aggregate  are  evenly  and  thoroly  coated  with  the  bituminous 
cement.     The  mixer  shall  not  be  exposed  directly  to  the  action  of  fire. 

"  Method  of  Laying.  While  still  hot  from  the  mixer,  the  paving  mixture  shall  be 
spread  evenly  on  the  foundation  with  hot  iron  rakes  and  shovels,  so  that  when  com- 
pressed with  the  roller  it  shall  have  the  thickness  specified,  with  the  surface  even  and 
true  to  grade.  Along  the  curb  and  around  manholes,  catch-basins  and  other  obstruc- 
tions in  the  street,  where  the  roller  cannot  reach,  the  compression  shall  be  secured  by 
the  use  of  hot  iron  tampers.  The  rolling  and  tamping  shall  be  done  as  quickly  as 
possible  after  the  material  is  spread,  while  still  hot  and  pliable.  When  the  paving 
mixture  is  hauled  on  the  street  in  dump  wagons  it  shall  be,  when  ordered  by  the  en- 
gineer, kept  covered  with  canvas  to  retain  heat,  dumped  on  platforms  and  shoveled 
into  place  and  raked  to  the  proper  grade.  As  soon  as  spread  the  paving  mixture 
shall  be  rolled  with  a  tandem  roller  weighing  at  least  6  tons  and  the  rolling  continued, 
working  lengthwise  and  diagonally  of  the  street.  When  practicable,  additional  com- 
pression in  the  wearing  surface  should  be  secured  by  the  use  of  a  10-ton  roller.  Rolling 
must  be  steadily  kept  up  and  continued  until  all  roller  marks  shall  disappear  and  the 
surface  gives  indications  of  no  further  compressibility. 

"The  paving  shall  be  done  continuously,  so  the  number  of  joints  between  the  hot 
and  cold  material  may  be  reduced  to  the  minimum.  When  it  is  not  practicable  to  lay 
it  continuously  and  a  joint  is  unavoidable,  the  edge  of  the  cold  material  shall  be  trimmed 
down  to  a  rough  feather  edge,  and  the  surface,  where  the  joint  is  to  be  made,  painted 
over  with  bituminous  cement,  the  hot  material  raked  over  the  feathered  edge  and 
thoroly  rolled.  Instead  of  trimming  the  cold  material,  joint  strips  may  be  used  con- 
sisting of  strips  of  canvas  about  18  in  wide  with  3  parallel  lines  of  %-in  ropes  sewed 
on  the  under  side  about  3  in  apart.  The  joint  strips  shall  be  laid  on  the  feather  edge 
of  the  freshly  raked  material  with  the  upper  rope  at  the  line  where  the  thickness  begins 
to  decrease  and  the  rolling  completed  on  top  of  the  canvas  as  for  finished  pavement. 
The  faces  of  the  curb  and  gutter,  iron  castings,  etc,  shall  be  painted  with  bituminous 
cement  before  the  paving  mixture  is  laid. 

"  Surface  Finish.  As  soon  as  possible  after  the  rolling  of  the  mixture  is  finished, 
and  while  the  surface  is  still  fresh  and  clean,  and,  if  possible,  while  warm,  a  seal  coat 
of  bituminous  cement  of  proper  consistency  to  be  flexible  when  cold  shall  be  spread 
over  the  surface.  It  shall  be  applied  while  at  a  temperature  of  from  93°  to  177°  C 
(200°  to  860°  F),  depending  upon  the  bituminous  cement  used*  and  evenly  spread 
with  rubber  squeegees  or  mops.    Only  a  sufficient  coat  shall  be  spread  to  flu 
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surface  voids  without  leaving  an  excess.  Immediately  over  this,  a  top  dressing  of 
torpedo  sand,  fine  gravel  or  stone  chips  free  from  dust,  which  must  be  thoroly  dry 
and  heated  in  cold  weather,  shall  be  spread  and  thoroly  rolled  into  the  surface.  A 
small  surplus  shall  be  left  to  be  worn  in  or  worn  away  by  the  traffic 

"In  the  case  of  park  drives  and  roadways  not  subjected  to  heavy,  constant  traffic, 
and  where  a  more  grainy  and  coarse  surface  is  desired,  the  surface  finish  specified  above 
may  be  omitted  and  the  following  method  of  finishing  adopted:  As  the  bituminous 
concrete  is  raked  to  grade,  and  just  before  the  roller  comes  on  it,  spread  dry  stone 
chips  or  coarse  torpedo  sand,  evenly  with  swinging  motions  of  a  shovel,  until  the 
surface  is  barely  covered.  Then  roll  thoroly  as  specified  in  the  preceding  paragraph 
relating  to  method  of  laying.  If  bare  spots  appear  under  the  roller,  sprinkle  more 
chips  or  sand  and  continue  the  rolling  until  the  whole  surface  is  fairly  covered.  After 
the  sand  or  stone  chips  have  worn  into  the  surface  the  street  shall  be  swept,  all  excess 
of  surfacing  material  removed  and  the  street  left  clean. 

"Asphaltic  Cement  and  Flux.  Use  the  specifications  for  asphalt,  asphalt  cement 
and  flux  reported  by  the  sub-committee  on  sheet-asphalt  pavement  specifications  and 
adopted  by  the  Society.     See  Sect.  17,  Art.  12. 

"  Coal  Tar  Cement.  The  coal  tar  cement  shall  be  the  residue  of  the  distillation  of 
coal  tar  only,  and  shall  be  refined  for  the  special  purpose  of  making  a  paving  cement. 
No  mixture  of  hard  pitch  with  the  lighter  oils  of  coal  tar  will  be  permitted. 

"Its  specific  gravity  shall  be  not  less  than  1.20  nor  more  than  1.29  at  21° C  (69°  F). 

"The  melting  point  determined  by  the  cube  method  shall  be  not  less  than  38°  C 
(100°  F),  and  not  more  than  46°  C  (116°  F). 

"It  shall  contain  not  less  than  15%,  nor  more  than  30%  of  free  carbon  insoluble 
in  benzoL 

'.'It  shall  be  free  from  water  as  determined  by  distillation  and  shall  show  upon  igni- 
tion not  more  than  0.5%  of  inorganic  matter. 

"No  distillate  shall  be  obtained  lower  than  170°  C  (838°  F),  and  up  to  315°  C  (600°  F) 
not  less  than  5%  and  not  more  than  20%  of  distillate  shall  be  obtained.  The  distillate 
shall  be  of  a  gravity  of  not  less  than  1.08  at  15.5°  C  (60°  F).  The  residue  shall  have 
a  melting  point  of  not  more  than  74°  C  (165°  F).  In  making  this  distillation  an  8-ounce 
glass  retort  shall  be  used  and  the  thermometer  suspended  so  that~before  applying  the 
heat  the  bulb  of  the  thermometer  is  H  in  above  the  surface  of  the  liquid.  The  melting 
point  of  the  pitch  shall  be  determined  by  suspending  a  H-in  cube  in  a  beaker  of  water 
1  in  above  the  bottom.  The  temperature  shall  be  raised  5°  per  min  from  15°  C  (9°  per 
min  from  60°  F).  The  temperature  recorded  the  instant  the  pitch  touches  the  bottom 
shall  be  considered  the  melting  point  of  the  pitch.  In  testing  the  original  materials  the 
nitial  temperature  shall  be  4°  C  (40°  F). 

"  Water-Gas  Tar  Cement  The  specific  gravity  at  25°  C  (77°  F)  shall  be  between 
1.155  and  1.170. 

"On  extraction  with  cold  carbon  disulphide  at  room  temperature  for  20  min,  not 
less  than  97.5%  shall  be  soluble. 

"When  tested  in  a  penetrometer  at  25°  C  (77°  F)  with  a  No.  2  needle  under  100  g 
load  for  6  sec,  it  shall  have  a  penetration  of  not  less  than  27.5  mm  and  not  more  than 
32.5  mm. 

"When  100  cm  are  distilled  in  a  260-cc  Engler  flask,  according  to  the  method  pro- 
posed by  the  Am.  Soc.  Test.  Mat.,  the  loss  by  weight  shall  be  within  the  following 
limits: 

From  start  to  170°  C 0 

170°  to  225°  C not  over  0.5% 

225°  to  270°  C from  2  to  6% 

270°  to  300°  C from  6  to  9% 

Residue not  less  than  84%." 

Modified  Topeka  Pavement:    Wash.  State  Highway  Dept.  1917  Specifi- 
cations. 
"  Materials  and  Equipment.    The  materials  and  equipment  necessary  for  laying 
-"*ment  shall  conform  in  all  respects  to  the  material  and  equipment  as  specified 
J°ird  Asphalt  Pavement  except  as  herein  otherwise  noted, 
nd  Rock  or  Gravel.    Crushed  rock  or  gravel  shall  be  made  from  clean  gravel 
«rd,  durable  and  uniform  in  quality,  which  shall  show  a  coefficient  of  wear 
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fa  exeem  of  10,  as  determined  by  the  Deval  abrasion  test,  and  a  hardness  in  excess  of 
15,  aa  determined  by  the  Dorry  hardness  test,  all  tests  being  under  the  conditions  and 
methods  employed  in  the  U.  S.  O.  P.  R.  The  rock  shall  be  crusher  run  and  shall  con- 
tain all  the  fine  material,  none  of  which  shall  be  coarser  than  will  pass  a  J4-in  screen. 
It  is  further  provided  that  where  gravel  is  crushed  for  this  work,  no  gravel  shall  be  fed 
to  the  crusher  smaller  than  1  in  in  diameter. 

"  Crushed  Rock  Screenings.  Crushed  rock  screenings  shall  be  of  the  same  quality 
of  stone  as  above  described,  and  so  graded  that  all  shall  pass  a  #-in  screen  and  all 
be  retained  on  an  8-mesh  sieve. 

44  The  Mixture  shall  consist  of  sand,  crushed  rock  or  crushed  gravel,  ground  rock 
or  cement  filler  and  asphaltic  cement 
The  grading  of  the  finished  pavement  shall  be  as  follows: 

Rock  passing  M-in  screen,  retained  on  J£-in  screen 15     to  30% 

Rock  passing  )£-in  screen,  retained  on  H-in  screen 7.5  to  15% 

Sand  passing  8-mesh  sieve  and  retained  on  200-mesh  sieve    30     to  60% 

Dust  filler  passing  200-mesh  sieve 10     to  15% 

Asphaltic  cement 7     to  11% 

"The  sand  and  crushed  rock  entering  into  the  mixture  must  be  thoroly  dry.  The 
sand,  rock  and  asphaltic  cement  must  be  maintained  at  approximately  the  same 
degree  of  temperature  at  the  time  of  mixing. 

M  The  Sand  shall  be  clean  material,  hard,  durable,  and  uniform  in  quality,  free  from 
soft  materials,  mica  or  other  deleterious  matter  and  shall  be  graded  within  the  following 


From  0  to  2%  shall  be  retained  on.  10-mesh  sieve; 
From  1  to  5%  shall  be  retained  on  20-mesh  sieve; 
From  3  to  8%  shall  be  retained  on  80-mesh  sieve; 
From  5  to  13%  shall  be  retained  on]  40-mesh  sieve; 
From  7  to  17%  shall  be  retained  on  50-mesh  sieve; 
From  20  to  86%  shall  be  retained  on  80-mesh  sieve; 
From  8  to  16%  shall  be  retained  on  100-mesh  sieve; 
From  10  to_15%  shall  be  retained  on  200-mesh  sieve. 

"To  insure  the  maintenance  of  an  even  grading  in  this  mixture,  three  or  more  divi- 
must  be  made  of  the  various  sized  particles  in  the  aggregate. 

'*  Proportioning.  Proper  proportions  of  these  materials,  together  with  the  asphaltic 
cement,  must  be  accurately  weighed  out,  and  the  mixing  so  handled  that  each  particle 
of  this  aggregate  shall  be  thoroly  and  evenly  coated  with  asphaltic  cement,  and  an  even 
distribution  of  the  various  sizes  of  aggregate  in  the  mixture  accomplished. 

"This  mixture  shall  be  hauled  to  the  street  in  suitable  covered  conveyances  and 
shall  be  spread  on  the  prepared,  clean,  dry  base  by  shovelling  and  raking  in  a  manner 
that  wfll  insure  an  evenly  graded  mixture  that,  when  thoroly  tamped  and  rolled,  shall 
show  an  even  true  surface. 

44  Flush  Coat.  Over  this  shall  be  spread  a  thin  even  flush  coat  of  asphaltic  cement 
made  by  heating  together  refined  asphalt  and  flux  to  a  consistency  of  140,  Dow,  at 
a  temperature  of  about  93°  C  (200°  F),  this  to  be  immediately  followed  by  sweeping 
on  an  even  coating  of  hot  crushed  rock  screenings  or  coarse  sand,  all  passing  a  M-in 
screen  and  retained  on  a  10-mesh  sieve.  The  flush  coat  shall  be  applied  with  a  singable 
machine  provided  with  a  flexible  band  which  will  insure  the  quick,  even  spreading 
of  hot  material.     Brooming  will  not  be  permitted. 

44  Rolling,  The  rolling  shall  be  performed  with  2H  and  &-ton  rollers,  continuously 
until  the  mixture  is  cold  and  in  any  case  to  continue  for  2  hr  after  initial  rolling.  The 
final  thickness  of  the  asphaltic  concrete  wearing  surface  shall  not  be  less  than  2  in. 

u  Temperature.  The  temperature  of  the  mixture  at  the  time  of  placement  in  the 
street  shall  not  be  less  than  93°  C  (200°  F),  and  at  no  time  shall  it  be  greater  than 
14*°  C  (300°  F)." 

Topeka  Pavement,  Using  Bituminous  Sand  in  the  Mineral  Aggregate: 
Gal.  State  Highway  Dept.  1917  Specifications,  in  abstract. 

"  Faint  Binder.  While  the  concrete  foundation  is  thoroly  dry,  it  shall  be  cleaned 
to  the  engineer's  satisfaction  and  its  entire  surface  area  coated  with  an  asphaltic 
paint  binder.  The  paint  binder  shall  be  applied  with  brooms  in  sufficient  proportion 
and  quantity  to  give  a  thin,  uniform,  black  glossy  film  of  asphalt  which  will  harden 
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within  2  hr  after  application.  The  paint  binder  shall  be  composed  of  1  part  by  volume 
of  asphaltic  cement  of  80  to  90  penetration,  to  from  1  to  2  parts  by  volume,  as  directed 
by  the  engineer,  of  engine  distillate  of  the  lightest  gravity  of  a  quality  approved  by 
the  engineer.  The  cost  of  the  paint  binder  shall  be  considered  as  included  in  the 
price  for  asphalt  surface. 

"Asphalt  Surface.  Upon  the  concrete  foundation  prepared  as  above  described  and 
as  soon  as  the  paint  binder  has  hardened  shall  be  laid  the  asphalt  surface,  1H  in  in 
thickness,  composed  of  broken  stone  or  gravel,  sand,  stone  dust  and  asphaltic  cement 
or  bituminous  sand,  the  different  ingredients  being  mixed  in  such  proportion  that  the 
percentage  composition,  by  weight,  of  the  asphalt  surface  shall  be  within  the  following 
limits: 

"Bitumen  soluble  in  cold  carbon  disulphide  between  7.5%  and  10%. 

"Broken  stone  or  gravel,  sand,  stone  dust  and  other  inorganic  ingredients*  as  follows: 

Passing  200-mesh  sieve,  between  8%  and  18% 

Passing    80-mesh  sieve,  and  rejected  by  200-mesh  sieve,  between  14%  and  26% 

Passing    40-mesh  sieve,  and  rejected  by   80-mesh  sieve,  between  17%  and  29% 

Passing    10-mesh  sieve,  and  rejected  by   40-mesh  sieve,  between   6%  and  11% 

Passing     4-mesh  sieve,  and  rejected  by   10-mesh  sieve,  between  15%  and  25% 

Passing     2-mesh  sieve,  and  rejected  by     4-mesh  sieve,  between   3%  and  10% 

All  to  pass  a  2-mesh  sieve. 

"At  least  8%  and  not  more  than  17%  of  the  asphalt  surface  mixture  shall  be  atone  dust 

"  If  the  Surface  Mixture  is  Prepared  with  Bituminous  Sand,  the  following  defini- 
tions, methods  of  preparation  and  tests  shall  be  used. 

"Definition.  The  term  bituminous  sand  shall  herein  be  defined  to  mean  a  natural, 
solid  mixture  of  silidous  sand,  with  a  heavy  asphaltic  petroleum,  or  heavy  hydro- 
carbons mainly  of  an  asphaltic  nature,  in  which  the  sand  shall  predominate  in  quantity 
and  with  which  may  be  naturally  combined  a  small  proportion  of  calcareous  matter, 
infusorial  earth,  silicate  of  alumina,  or  trace  only  of  other  impurities  not  detrimental 
to  the  uses  of  the  material  as  a  proper  road  surfacing. 

"Preparation.  If  the  bituminous  rock  in  its  crude  state  fails  in  any  particular 
to  satisfy  the  tests  hereinafter  provided  or  the  requirements  of  paragraphs  (entitled 
Asphalt  Surface)  of  this  section  it  shall  be  crushed  or  disintegrated  by  suitable  means 
and  its  deficiencies  shall  be  corrected  by  the  careful  application  of  heat  and  by  mixing 
therewith  stone  dust  and  sand  or  asphaltic  cement,  all  of  such  character  and  in  such 
proportions  and  manner  as  to  insure  a  homogeneous  mixture  of  all  ingredients  that 
will  fulfil  the  said  requirements  and  the  following  tests. 

"Tests.  The  total  bitumen  contained  in  the  mixture  as  determined  by  solution 
in  carbon  disulphide  shall  be  soluble  in  cold  carbon  tetrachloride  to  the  extent  of  at 
least  97.5%,  and  in  petroleum  naphtha  of  86°  B  to  the  extent  of  not  less  than  70% 
nor  more  than  90%.  When  50  g  of  the  mixture  are  heated  for  5  hr  at  a  uniformly 
maintained  temperature  of  163°  (325°  F)  in  a  tin  box  2  J^  in  in  diameter,  after  the 
manner  officially  prescribed,  it  shall  not  lose  over  0.65%  in  weight" 

Bitulithic  Pavement:  Am.  Soc.  Mun.  Imp.  1917  Specifications.  For 
specifications  for  subgrades,  drainage  and  foundations,  see  Art.  4. 

"  Wearing  Surface.  On  the  foundation  prepared  as  herein  above  specified,  shall 
be  laid  the  Bitulithic  Wearing  Surface  and  Seal  Coat,  described  below,  so  as  to  have 
a  thickness  of  2  in  after  thoro  compression.  The  wearing  surface  shall  be  composed 
of  hard  crushed  stone,  sand,  and  Bitulithic  Cement. 

"  The  Bitulithic  Cement  herein  specified  besides  being  produced  under  the  direction, 
processes,  supervision  and  laboratory  inspection  of,  and  with  ingredients  approved 
by  Warren  Brothers  Co.,  shall  in  all  respects  comply  with  the  specifications  for  Asphalt 
Cement  contained  in  the  Sheet-Asphalt  Specifications  of  the  Am.  Soc.  Mun.  Imp. 
See  Sect.  17,  Art.  12. 

"  Preparation  of  Bituminous  Concrete.  Either  of  the  two  following  methods  and 
apparatus  shall  be  used  in  the  preparation  of  the  wearing  surface. 

1.  The  stone  and  sand  shall  be  heated  in  a  rotary  drier  and,  while  still  hot,  sepa- 

— f~*  ?nto  the  desired  number  of  different  sizes  by  means  of  a  rotary  screen  having  a 

-  screen  opening  of  about  ViO  in  and  a  maximum  opening  of  about  1H  in. 

ags  in  the  successive  screen  sections  up  to  hi  in  size,  shall  not  vary  more 

and  not  more  than  H  in  for  the  sizes  larger  than  M  in.    The  aggregate  thus 
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separated  ■hall  pass  into  a  bin  haying  section*  or  compartments  corresponding  to  the 
aereen  sections.  From  these  compartments  the  aggregate  shall  pass  into  a  weigh  box, 
resting  on  a  multi-beam  scale.  The  desired  amount  of  aggregates  from  each  of  the 
above  compartments,  shall  be  accurately  weighed  separately  on  the  scale  and  the 
batch  dropped  into  a  twin  pug  mixer,  where  it  shall  be  intimately  associated  and 
thorory  commingled  with  a  predetermined  quantity  of  Bitulithic  Cement  sufficient 
to  coat  all  particles  of  the  aggregate  and  to  fill  the  voids  in  sand. 

2.  The  stone  and  sand  shall  first  be  carejully  measured  as  to  sixes  and  a  definite 
quantity  of  each  sixe  shall  then  be  fed  into  an  elevator  terminating  in  a  hopper  or  bin 
which  discharges  into  a  rotary  drier  or  heater,  both  hopper  and  heater  being  so  de- 
signed aa  to  keep  each  batch  by  itself  until  heated.  From  the  rotary  heater  the  batch 
of  mineral  aggregate  shall  pass  into  a  rotary  cylindrical  mixer  containing  blades,' 
spirals  or  other  deviees  for  producing  a  uniform  mixture  of  the  mineral  aggregate 
with  a  predetermined  quantity  of  the  Bitulithic  Cement  sufficient  to  coat  all  the  par- 
tldea  of  the  aggregate  and  to  fill  the  voids  in  same. 

"The  different  steed  particles  of  stone  and  sand,  ranging  in  site  from  impalpable 
powder  to  about  one-half  the  thickness  of  the  waerfng  surface,  shall  be  combined  in 
such  proportions  aa  to  secure  in  the  mineral  aggregate  density,  or  low  percentage  of 
voids,  and  inherent  stability  or  resistance  to  displacement,  producing  an  aggregate 
which,  when  combined  with  the  Bitulithic  Cement  and  laid  in  place  and  compacted, 
will  form  a  street  paving  structure  consisting  of  mineral  aggregate  of  different  sixes 
and  the  Bitulithic  Cement  which  permeates  the  entire  mass,  fills  the  voids  and  unites 
the  various  articles  thereof.  If  the  crushed  stone  and  sand  do  not  contain  enough 
finely  divided  particles  or  impalpable  powder  to  produce  a  low  percentage  of  voids  in 
the  aggregate,  the  deficiency  shall  be  made  up  by  the  addition  of  any  other  suitable 
fine  mineral  matter. 

I  "  Method  of  Laying.  The  mixture  and  ingredients  thereof  shall  be  maintained  at 
a  temperature  consistent  with  good  workmanship.  The  mixture  when  reaching  the 
street  shall  be  hot  enough  to  allow  of  being  easily  spread  and  raked  and  shall  not  be 
so  hot  as  to  injure  the  Bitulithic  Cement 

u  Surface  Finish  or  Seal  Coat.  There  shall  be  spread  over  the  Bitulithic  surface 
mixture  a  seal  coat,  using  per  square  yard  of  Bitulithic  pavement  approximately 
\i  gal  of  Bitulithic  Cement,  into  which  shall  be  incorporated  approximately  26  lb  of 
mineral  aggregate  not  larger  than  M  in  diameter.  After  spreading  the  seal  coat, 
it  shall  be  thoroly  rolled  into  the  Bitulithic  surface  mixture.  On  grades  a  coarser 
aggregate  may  be  used. 

"  General.  Each  layer  of  the  work  shall  be  kept  as  free  as  possible  from  dirt,  so 
that  it  will  unite  with  the  succeeding  layer. 

"The  bituminous  composition  or  cement  shall  in  each  case  be  free  from  water  and 
fimll  be  especially  refined  to  remove  volatile  and  other  matter  susceptible  to  atmos- 
pheric influences. 

"Warren  Brothers  Co.,  owner  of  the  patents  used  in  the  construction  of  the  Bitulithic 
Pavement,  shall  file  with  the  proper  official  or  board  which  is  about  to  receive  bids  for 
the  work,  a  properly  executed  binding  agreement  to  furnish  any  contractor  desiring  to 
bid  for  the  work  all  the  necessary  Bitulithic  surface  material,  mixeg  ready  for  use,  and 
Bitulithic  Cement,  and  the  sand,  gravel,  or  stone  screenings  for  the  surface  finish 
course,  in  accordance  with  Sections  Wearing  Surface  and  Surface  Finish,  at  a  definite 
reasonable  price  per  square  yard.  Said  price  shall  include  a  license  to  use  all  of  the 
patents  required  in  the  construction  of  the  Bitulithic  Pavement  as  herein  specified. 

"The  acceptance  of  bids  by 

and  the  letting  of  a  contract  for  the  same  shall  be  deemed  by  Warren  Brothers  Co. 

to  be  an  acceptance  of  its  proposal  by 

and  by  the  Contractor  to 

whom  such  contract  shall  be  awarded,  and  are  all  that  shall  be  necessary  to  bind  Warren 
Brothers  Co.  to  said  agreement.  The  filing  of  a  bid  under  these  specifications  will  be 
construed  aa  an  acceptance  of  the  terms  of  the  license  agreement  filed,  by  the  Warren 
Brothers  Co.,  at  the  price  fixed  in  said  agreement,  which  is  on  file  with  the  proper 
ofBdal  or  board." 

BituUthic  Pavement:    Portland,  Ore.  1917  Specifications  for  composi- 
tion fcod  manufacture  of  bituminous  concrete  for  the  wearing  course. 
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"  Weiring  Course.  Upon  the  rolled  foundation  a  wearing  course  of  the  following 
proportions  by  weight  shall  be  laid: 

Aggregate  passing  l}$-in  screen  and  retained  on  H-in  screen 86  to  50% 

Aggregate  passing    J^-in  screen  and  retained  on  )f-in  screen 12  to  20% 

Aggregate  passing    J^-in  screen  and  retained  on  10-mesh  sieve 8  to  12% 

Aggregate  passing    10-mesh  sieve  and  retained  on  200-mesh  sieve 24  to  82% 

Aggregate  passing  200-mesh  sieve 4to    7% 

Bitulithic  cement 7.5  to  9.5% 

"From  50  to  70%  of  the  aggregate  passing  a  10-mesh  sieve  shall  pass  a  40-meah 
sieve  and  from  20  to  86%  of  the  sand  shall  pass  an  80-mesh  sieve. 

"After  the  broken  stone  and  sand  shall  have  been  heated  in  a  mechanical  rotary 
drier  to  a  temperature  of  between  121  to  148°  C  (260  to  800°  F),  the  whole  mass  shall 
be  elevated  and  passed  thru  a  rotary  screen  having  circular  openings  of  a  w""""* 
diameter  of  1 H  in  and  a  minimum  diameter  of  l/io  in.  The  stone  and  sand  thus  separated 
shall  pass  into  separate  bins  or  compartments,  from  which  they  shall  be  drawn  sepa- 
rately into  a  weigh  box  in  the  proportions  above  specified.  If  the  proper  proportion 
of  filler  be  not  obtained  from  the  crushed  rock,  the  deficiency  shall  be  supplied  by 
the  addition  of  hydraulic  cement  or  pulverized  stone  of  an  approved  quality." 

Bitoslag  Pavement  Specifications,  as  used  in  1918,  are  as  follows: 

"Bitoslag  wearing  surface  shall  consist  of  a  predetermined  combination  of  properly 
graded  crushed  slag,  Bitoslag  Paving  Cement  and  approved  mineral  dust  or  filler.  A 
fundamental  feature  of  Bitoslag  construction  is  the  scientific  predetermination  of  the 
grading  of  the  mineral  constituents  of  the  wearing  surface  above  referred  to  so  that  the 
voids  of  said  mineral  aggregate  shall  be  filled  to  the  limit  to  safety,  thus  insuring  in 
advance  a  pavement  of  maximum  density  and  one  thereby  able  to  withstand  the  wear  of 
traffic  and  action  of  the  elements. 

"  Materials.  Slag  shall  be  a  carefully  selected,  air-cooled  basic,  blast  furnace 
product  so  crushed  that  all  particles  will  pass  a  %-in  screen. 

"  Mineral  Dust  or  Filler  shall  be  either  Portland  cement,  pulverised 
or  other  approved  finely  ground  absorbent  mineral  conforming  to  the  following 
composition:    Passing  200-mesh  sieve  not  less  than  66%;  passing  100-mesh  sieve  not 
less  than  86%,  total. 

"  Manufacture.  Determination  or  Formula,  The  volume  of  voids  in  the  mineral 
aggregate  shall  be  determined  and  the  amount  of  bituminous  cement  to  be  mixed  with 
the  pulverised  material  to  form  a  filler  product  shall  be  established.  After  this,  there 
shall  be  added  to  the  mineral  aggregate  a  sufficient  amount  of  the  filler  product  to  fill 
the  desired  percentage  of  the  void  volume  previously  determined.  Upon  this  basis 
the  requisite  quantities  of  the  various  constituents  shall  be  computed  for  the  batch 
formula  which  shall  be  adhered  to  by  the  licensee. 

"  Mixing.  In  preparing  the  Bitoslag  paving  mixture  at  the  plant,  the  crushed  slag, 
after  being  dried  and  heated  to  a  temperature  of  177°  to  282°  C  (350°  to  450°  F),  shall 
be  measured  or  weighed  into  the  mixer.  The  necessary  amount  of  mineral  dust  or  filler 
shall  then  be  added  cold  and  the  two  materials  mixed  mechanically  until  uniform. 
To  the  mineral  aggregate,  mixed  as  above  described,  there  shall  then  be  added  the 
predetermined  weight  of  .melted  and  impregnated  Bitoslag  paving  cement  and  the 
mixing  operation  further  continued  until  the  entire  mass  is  uniform.  On  account  of  the 
variation,  no  definite  percentage  of  bitumen  can  be  prescribed  for  Bitoslag  paving 
mixture.  The  bituminous  aggregate  when  properly  graded,  however,  shall  show  not  less 
than  9.5%  nor  more  than  11.5%  of  bitumen  soluble  in  carbon  disulphide.  The  tem- 
perature of  the  mixture  shall  be  so  regulated  that  it  reaches  the  site  of  the  work  within 
the  limits  of  149°  and  177°  C  (800°  and  350°  F). 

"  Transportation  and  Laying.    Promptly  after  mixing,  the  Bitoslag  paving  mixture 
shall  be  placed  in  tight  vehicles  and  transported  to  the  location  of  the  work  and  during 
transit  it  shall  be  covered  with  heavy  tarpaulins  for  protection  against  the  weather. 
On  arriving  at  the  site,  the  mixture  shall  be  dumped  at  a  point  sufficiently  remote  from 
its  place  of  final  deposition  to  insure  all  portions  of  the  load  being  turned  over  by  the 
shovelers  before  placing.    It  shall  then  be  promptly  spread  to  such  depth  that  the 
resulting  layer  shall,  after  compression,  be  not  less  than. . .  inches  in  thickness.    Com- 
mon shall  be  commenced  as  soon  after  spreading  as  the  mixture  has  reached  the 
*raperature,  best  results  being  obtained  when  it  has  been  allowed  to  cool  only 
y  to  preyenf  adhesion  to  the  roller.     The  roller  sh  ill  be  of  the  tandem  pattern 
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^■ffliiiHg  not  less  than  7  ton  and  the  use  of  water  for  cooling  purposes  shall  not  be 
permitted  on  Bitoalag  constructions.  Rolling  shall  be  promptly  and  continuously 
executed  so  that  the  proper  surface  and  contour  shall  be  obtained  before  the  paving 
;*nixture  has  so  cooled  as  to  become  set.  During  or  subsequent  to  the  process  of  rolling 
there  shall  be  broomed  over  the  surface  a  coating  of  mineral  dust,  and  the  rolling 
continued  until  cool.  The  finished  highway  may  be  opened  to  traffic  as  soon  as  rolling 
has  been  completed." 

18.    Construction  of  Asphalt  Block  Pavements 

Composition  of  Blocks.  Asphalt  blocks  usually  have  been  made  of 
trap  rock  screenings,  mineral  dust  and  asphaltic  cement.  Good  blocks 
also  have  been  made  using  copper  conglomerate,  and,  for  medium  traffic, 
hard  limestone  has  been  used  as  a  substitute  for  trap  rock.  The  most 
satisfactory  mineral  dust,  used  as  a  filler,  is  uniformly  pulverised  lime- 
stone. Portland  cement  has  been  used,  but  it  is  no  better  than  limestone 
and  costs  more.  The  blocks  usually  contain  from  6.5  to  8%  of  bitumen. 
Grading  of  Mineral  Aggregate  for  Blocks.  The  following  grading  was 
recommended  by  the  Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc.  C.  E.  (17e): 

"  Passing  200-mesh  sieve 20  to  35% 

Passing    80-mesh  and  retained  on  200-mesh  sieve 7  to  15% 

Passing    20-meeh  and  retained  on    80-mesh  sieve 12  to  30% 

Passing    }£-in  screen  and  retained  on  20-mesh  sieve. . .  30  to  50% 

Retained  on  K-in  screen 0%." 

Washington,  D.  C,  1914  Grading  (28b),  used  in  asphalt  blocks  having  a  bitumen 
content  of  7%  and  a  specific  gravity  of  2.43.    * 

Passing  100-mesh  sieve 22.9% 

Passing   20-mesh  sieve  and  retained  on  100-mesh  sieve 16 . 8% 

Passing    M-\n  screen  and  retained  on  20-mesh  sieve 59. 0% 

Retained  on  )iAn  screen 1.8% 

100.0%. 

Shape  and  Size  of  Blocks.  Well-made  asphalt  blocks  are  uniform  in 
composition,  texture  and  shape;  have  parallel  faces;  straight,  unchipped 
and  unrounded  edges,  and  unbroken  corners;  and  are  not  warped  or  other- 
wise deformed.  The  usual  dimensions  of  the  face  of  the  block  subjected 
to  traffic  are  5  by  12  in.  The  blocks  are  generally  manufactured  in  three 
thicknesses,  2,  2\4  and  3  in.  Blocks  should  not  vary  more  than  ^  in  in 
length  and  J^  in  in  width  and  depth  from  the  specified  dimensions. 

Testa  of  Blocks  by  Hemstreet  (36).  "  Some  of  the  more  important 
tests  applied  to  the  blocks  themselves  are  determining  specific  gravity, 
penetration  of  block,  determination  of  percentage  and  character  of  bi- 
tumen, grading  of  mineral  aggregate  and  water  absorption.  The  specific 
gravity  of  the  blocks  for  a  known  body  material  and  grading  is  an  indi- 
cation of  the  lack  of  voids  in  the  block,  but  the  gravity  can  be  increased  by 
the  admission  of  a  percentage  of  larger  stone,  at  the  same  time  producing 
a  poorer  block.  The  punch  test  described  in  the  New  York  State  specifica- 
tions is  valuable  if  the  average  of  a  large  number  of  penetrations  is  deter- 
mined. Because  the  punch  may  strike  a  large  piece  of  stone,  thus  giving 
a  false  reading,  but  scant  reliance  can  be  placed  on  the  result  of  only  a 
few  tests.  The  absorption  test  is  of  but  little  use.  A  block  that  will 
absorb  1%  of  water  will  be  so  porous  that  visual  inspection  should  reject 
it.  It  is  difficult  to  completely  remove  the  surface  water  in  order  to  ac- 
curately determine  absorption  of  a  fraction  of  a  percent. 

"  Rattler  Test.  The  most  useful  test  is  made  by  a  modified  form  of 
the  Jones-Talbot  rattler,  usually  known  as  the  Hastings  rattler. 
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"About  a  square  yard  of  pavement  is  laid  as  a  lining  in  a  cylinder  37  in  in 
The  blocks  are  laid  with  tight  joints  as  on  the  street  and  are  held  in  place  by 
on  the  outer  end  of  the  cylinder.     Fifty  pounds  of  2^6-in  cast  iron  cubes  are  pi 
in  the  cylinder  and  as  the  latter  revolves  at  a  speed  of  37  rev  per  min,  the  cubes 
carried  up  on  the  side  of  the  cylinder  and  break  over  like  the  crest  of  a  wave* 
producing  a  pounding,  grinding  action  very  similar  to  that  produced  by  actual 
New  cubes  are  used  each  time  and  the  test  is  run  for  10  000  revolutions.    To 
climatic  conditions  the  rattler  is  enclosed  in  an  insulated  chamber  and  the  tempera! 
reduced  to  —  4°  C  (25°  F)  or  lower  in  order  to  duplicate  average  winter  temperat 
and  raised  to  32°  C  (90°  F)  or  higher  to  duplicate  summer  temperature.     This  range 
temperature  of  the  test  is  of  vital  importance,  for  many  asphalt  pavements  wfai< 
would  be  suitable  at  25°  C  (77°  F)  would  fail  utterly  wne/i  subjected  to  extreme 
temperature.    The  blocks  are  weighed  before  and  after  the  test  and  results  are 
culated  in  pounds  loss  per  square  yard.    The  appearance  of  the  blocks  after  the 
is  of  great  importance.    They  should  not  become  rough  or  chipped  during  the 
test  nor  distorted  under  the  hot  test." 

Manufacture  of  Blocks  by  Hemstreet  (36).  "The  body  material  is  usually 
trap  rock  or  copper  conglomerate.  Trap  rock  is  hard,  tough  and  gritty,  does 
polish  under  traffic  and  makes  an  ideal  pavement.  Trap  is  in  general  use  in 
eastern  and  southern  states  while  the  companies  in  the  middle  west  and  Canada 
use  crushed  copper  conglomerate  from  which  practically  all  the  copper  has  been 
extracted.  The  latter  material  is  even  harder  than  trap  rock,  is  tough,  gritty,  and 
enormous  quantities  are  available  in  the  copper  regions.  No  matter  how  suitable  the 
stone  used,  a  poor  pavement  will  result  unless  it  is  thoroly  clean  and  freshly  crushed.  A 
small  percentage  of  clay  or  soil  is  sufficient  to  form  a  film  over  the  stone  during;  the 
heating  process.  The  clay  bakes  fast  to  the  stone  and  the  insulating  coat  thus  formed 
prevents  proper  adhesion  between  the  s£one  and  the  asphaltic  cement. 

"Trap  Rock  ranging  in  size  from  2  to  6  in  is  procured  from  a  clean  quarry  and, 
after  crushing,  is  passed  thru  rolls  and  screens.  By  proper  regulation  of  the  machinery, 
it  is  possible  to  produce  a  uniform  and  desired  grading.  Generally  the  grading  is 
so  proportioned  that,  when  the  filler  has  been  added,  the  grading  of  the  total  mineral 
Aggregate  will  be  such  that  practically  all  of  it  will  pass  a  #-in  round  hole,  about 
H  being  retained  on  10-mesh,  about  fi  on  100-mesh,  and  about  H  passing  100-mesh. 
At  least  25  to  30%  should  pass  100-mesh  and  the  amount  retained  on  10-mesh  may 
be  as  high  as  40%.  The  properly  graded  stone  is  next  heated  and  the  best  plants  use 
a  type  of  heater  superior  to  and  also  much  more  expensive  than  the  ordinary  sand 
drier.  It  is  6  ft  diameter,  13  ft  long,  is  set  level  and  contains  a  fixed  spiral  which 
guides  the  material  thru  at  a  uniform  rate.  The  material  to  be  heated  is  in  a  layer 
about  2  ft  deep  and  the  drum  thus  contains  several  tons.  As  a  result  the  mass  heats 
or  cools  slowly  and  the  temperature  can  be  regulated  with  great  nicety.  The  product 
has  a  uniform  temperature. 

"Various  Kinds  op  Filler  have  been  tried  such  as  ground  limestone,  Portland 
cement,  ground  shale,  clay,  silica,  marl,  coal,  brick,  etc.  The  most  acceptable  and 
generally  used  filler  is  ground  limestone.  The  grinding  may  be  accomplished  by  a 
variety  of  machines  but  a  preferred  type  is  the  Hardinge  Conical  Tube  Mill.  This 
simple  machine  produces  a  uniform  product.  The  fineness  of  the  ground  limestone 
or  other  filler  is  important  and  it  is  quite  possible  to  grind  limestone  to  such  extreme 
fineness  that  it  will  be  almost  impossible  to  handle  the  block  mixture  at  the  press. 
All  the  limestone  dust  should  pass  30-mesh  sieve,  about  75%  should  pass  100-mesh 
and  55%  to  60%  should  pass  200-mesh  sieve.  A  certain  amount  of  30  and  100-mesh 
limestone  mixed  with  a  harder  body  material  makes  a  more  malleable  block  than  if  a 
smaller  percentage  of  finer  limestone  is  used. 

"The  Asphaltic  Cement  is  a  mixture  of  refined  asphalt  and  flux  or  asphaltB  and 
fluxes  used  to  bind  the  non-bituminous  material.  The  manufacture  of  monolithic 
bituminous  pavements  is  distinctly  and  decidedly  different  from  the  manufacture  of 
asphalt  block  pavements  and  a  knowledge  of  sheet-asphalt  requirements  has  some- 
times been  a  stumbling  block  in  the  attempted  manufacture  of  asphalt  blocks.  In 
order  to  produce  good  blocks  the  asphaltic  cement  must  possess  the  following  char- 

iteristics:     (1)  Sufficient  cementing  power  or  adhesion  and  tensile  strength;    (2)  sta- 

,  that  is,  not  to  harden  or  soften  with  age;    (3)  non-friable  at  low  temperature; 

nimum  softening  under  the  application  of  heat;    (5)  absence  of  mobile  liquid 
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portions  at  highest  street  temperature.  Ductility,  tho  of  secondary  importance,  is 
necessary  in  monolithic  pavements,  for  this  is  the  property  that  provides  for  expansion 
and  contraction  due  to  temperature  changes.  In  a  block  pavement  the  small  size 
of  the  blocks  and  the  frequent  joints  provide  for  this  movement.  With  few  exceptions, 
those  cements  which  are  high  in  ductility  are  brittle  and  friable  at  low  temperature 
wfaQe  the  so-called  short  cements  are  tough  and  malleable  when  cold.  The  asphaltic 
cement  must  be  suitable  for  the  particular  climate  and  kind  of  traffic  under  which 
it  is  to  be  used.  This  is  accomplished  by  varying  the  kind  and  amount  of  flux  used 
with  the  asphalt.  A  harder  cement  is  required  for  use  in  the  tropics  than  would  be 
used  in  the  climate  of  New  York  and  a  still  softer  cement  is  used  to  advantage  in 
Canada.  In  order  to  have  joints  in  the  finished  pavement  iron  out  under  light  traffic, 
a  softer  cement  is  used  than  would  be  allowable  under  heavy  traffic 

"  On  thb  Mixing  Platform,  the  materials  are  weighed  out  for  each  batch  according  to 
the  formula  given  to  the  mixer  foreman.  The  time  of  mixing  each  batch  is  measured 
by  a  sand  glass  so  that  each  batch  is  mixed  for  the  same  length  of  time.  The  various 
receptadeB  and  the  mixer  itself  are  carefully  and  completely  covered  so  that  a  minimum 
of  dust  escapes.  The  mixer  used  is  a  specially  designed  and  very  powerful  machine 
consisting  of  two  parallel  shafts  geared  together,  carrying  heavy,  chilled  iron  teeth 
which  revolve  within  a  chilled  iron  body.  The  mixer  charge  is  somewhat  as  follows: 
Trap  rock,  2500  lb;  limestone  dust,  760  to  850  lb;  asphaltic  cement,  320  to  360  lb; 
total,  3710  lb.  The  carefully  proportioned  and  properly  mixed  material  is  next  fed 
to  a  huge  hydraulic  press.  The  mold  is  opened,  filled,  closed,  and  the  enormous  pressure 
of  240  tons  is  applied  to  each  block.  The  pressure  is  then  removed,  the  mold  uncovered 
and  the  block  ejected  and  measured.  Any  variation  is  multiplied  by  10  and  shown 
on  a  dial.  After  measurement  the  block  moves  forward  onto  a  conveyor  belt  and  is 
carried  under  water  for  150  ft  and  is  then  cooled  and  ready  for  use.  Each  press  will 
produce  36  000  blocks  per  day." 

Method  of  Laying.  Asphalt  block  pavements  should  be  laid  on  a  strong 
foundation,  usually  of  cement-concrete  at  least  5  or  6  in  in  thickness  and, 
in  cases  of  the  heaviest  traffic  which  this  type  of  pavement  can  carry, 
8  or  10  in  in  thickness.  On  cement-concrete  foundations,  the  blocks  are 
laid  on  a  3^-in  fresh  1  :  4  cement  mortar  bed.  The  blocks  should  be  laid 
with  close  joints  on  grades  as  high  as  6%.  After  being  laid,  the  blocks 
should  be  covered  with  a  thin  layer  of  dry,  clean,  fine,  sharp  sand,  which 
should  be  thoroly  swept  into  the  joints,  and  the  surplus  left  upon  the  surface 
for  at  least  30  days.  On  grades  above  6%,  %  or  J^-in  joints  filled  with 
Portland  cement  grout  have  been  used.  After  the  grout  has  partially 
set,  the  joints  are  raked  out  to  a  depth  of  about  V£  in.  On  roadways  sub- 
jected to  heavy  motor  traffic,  anchor  blocks  should  be  used.  For  descrip- 
tion of  anchor  blocks,  see  Art.  19. 

19.    Specifications  for  Asphalt  Block  Pavements 

If.  T.  State  Highway  Comm.  1917  Specifications  are  as  follows: 
"Size  and  Composition.  The  blocks  shall  be  5  in  in  width,  by  12  in  in  length, 
by  2  in  in  depth,  and  a  variation  of  more  than  M  in  in  length  or  H  in  in  width  or  depth 
from  these  dimensions  will  be  sufficient  ground  for  rejecting  any  block.  The  blocks 
shall  consist  of  the  following  materials:  Asphaltic  cement;  approved  crushed  trap 
rock  or  approved  crushed  limestone;  inorganic  dust. 
"The  Asphaltic  Cement  shall  have  the  following  characteristics: 

1.  It  shall  be  free  from  water. 

2.  The  various  hydrocarbons  composing  it  shall  be  present  in  a  homogeneous  solution. 
8.  It  shall  have  a  specific  gravity  at  25°  C  (77°  F)  of  not  less  than  0.97. 

4.  The  penetration  shall  be  between  1.5  and  2.6  mm  when  tested  for  5  sec  at  25°  C 
(77*  F)  with  a  No.  2  needle,  weighted  with  100  g. 

5.  Fifty  grams  of  it  upon  being  maintained  at  a  uniform  temperature  of  163°  C 
(825°  F)  for  5  hr  in  a  cylindrical  vessel,  5  H  cm  in  diameter  by  3  H  cm  high,  shall  not 
lose  more  than  2%  in  weight.  The  penetration  at  5  sec,  26°  C  (77°  F),  No.  2  needle, 
100  g  weight,  of  this  residue  shall  be  at  least  60%  of  the  original  penetration. 
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6.  Its  solubility  at  air  temperature  in  chemically  pure  carbon  dfltulphide  for  the 
following  named  materials,  or  materials  similar  thereto,  shall  be  st  laast  99.6%  for 
pure  bitumen  products,  96%  for  Bermudes  products,  81%  for  Cuban  products  and 
66%  for  Trinidad  products. 

7.  The  solubility  of  the  bitumen  at  air  temperature,  in  76*  B  paraffin  petroleum 
naphtha,  distilling  between  60°  and  88°  C  (140°  and  190°  F),  shall  be  between  66  and 
80%. 

8.  The  bitumen  shall  show  between  8  and  18%  fixed  carbon. 

9.  It  shall  show  an  open  flash  point  not  less  than  190°  C  (375°  F). 

10.  It  shall  not  contain  more  than  2%  paraffin  scale. 

11.  It  shall  show  a  toughness  at  0°  C  (32°  F)  of  not  less  than  10  cm.  Toughness  is 
determined  by  breaking  a  cylinder  of  the  material  \%  in  in  diameter  by  l$tf  in  in  height 
in  a  Page  impact  machine.  (Am.  Sot  Test.  Mat.,  Aug.  15,  1908.)  The  first  drop  of 
the  hammer  is  from  a  height  of  5  cm  and  each  succeeding  blow  is  increased  by  6  em. 

12.  It  shall  have  a  ductility  at  25°  C  (77°  F)  of  not  less  than  8  cm,  Dow  mold. 

"  Mineral  Aggregate.  The  crushed  rock  for  coarse  aggregate  used  in  the  blocks 
shall  be  crushed  from  clean  hard  rock  and  shall  not  contain  any  soft  ingredients.  It 
must  be  crushed  so  that  every  particle  will  pass  a  >f-in  screen. 

"The  inorganic  dust,  or  filler,  shall  be  produced  from  sound  limestone,  and  shall 
be  powdered  to  such  a  fineness  that  all  of  it  shall  pass  a  30-mesh  sieve  and  not  less  than 
50%  of  it  shall  pass  a  200-mesh  sieve.  Sufficient  inorganic  dust  shall  be  used  to  give 
a  minimum  percentage  of  voids  in  the  block,  and  provide  a  sufficient  medium  for 
absorbing  the*  asphaltic  cement. 

"The  block  composition  shall  yield  not  less  than  6.5  nor  more  than  8.5%  of  bitu- 
men, when  extracted  with  carbon  disulphide. 

"Grading.  The  mineral  aggregate  of  the  blocks  shall  meet  the  following  mesh 
analyses: 

Passing  200-mesh  sieve,  at  least 18% 

Passing    80-mesh  sieve,  retained  on  200-mesh  sieve 12  to  18% 

Passing    40-mesh  sieve,  retained  on    80-mesh  sieve 8  to  14% 

Passing    20-mesh  sieve,  retained  on    40-mesh  sieve 8  to  16% 

Passing    10-mesh  sieve,  retained  on    20-mesh  sieve 15  to  20% 

Passing    K-in  screen 100% 

"  Manufacture.  The  use  of  dust  coated  screenings  will  be  cause  for  rejection.  The 
blocks  shall  receive  a  compression  in  the  molds  of  not  less  than  200  tons. 

'*  Tests  of  Blocks.  The  blocks  shall  have  a  specific  gravity  of  not  less  than  2*46 
for  trap  blocks,  or  not  less  than  2.30  for  approved  limestone  blocks. 

"After  having  been  dried  for  24  hr,  at  a  temperature  of  66°  C  (150°  F),  the  blocks 
shall  not  absorb  more  than  0.75%  of  moisture  when  immersed  in  water  for  7  days. 

"The  average  penetration  of  a  block  shall  not  exceed  H  in  when  tested  for  1  mm 
at  a  temperature  of  38°  C  (100°  F)  with  a  cylinder  M  in  in  diameter  loaded  with  147  lb. 

"  Laving.    Upon  the  foundation  shall  be  spread  a  bed  of  the  thickness  shown  upon 
the  plans,  composed  of  1  part  Portland  cement  and  4  parts  sand,  thoroly  mixed  with 
sufficient  water  to  make  a  stiff  paste.    This  mortar  bed  shall  be  struck  with  a  template 
to  a  true  surface  exactly  parallel  to  the  top  of  the  proposed  pavement  surface  end , 
2  in  below  it.  I 

"The  blocks  shall  be  laid  while  the  mortar  is  fresh  and  before  it  has  begun  to  harden* j 
All  depressions  and  other  irregularities  in  the  surface  shall  be  corrected  by  the 
tractor  immediately.    The  blocks  shall  be  laid  by  the  pavers  standing  upon  the  bl 
already  laid  and  not  upon  the  bed  of  mortar.    The  blocks  shall  be  laid  at  right  sngl 
with  the  line  of  the  street,  and  in  such  a  manner  that  all  longitudinal  joints  shall 
broken  by  a  lap  of  approximately  4  in.     The  blocks  shall  be  so  laid  as  to 
the  lateral   joints  as  tight  as  possible,  consistent  with  keeping  a  good  alignment 
the  courses  across  the  street.    When  thus  laid  the  blocks  shall  be  immediately  eoi 
with  dean,  fine  sand,  perfectly  dry,  screened  thru  a  H-in  screen.    This  sand 
be  spread  over  the  surface  and  swept  into  the  joints  and  be  allowed  to  remain  on 
pavement  not  leas  than  30  days  or  until  the  action  of  the  traffic  on  the  street  shall  hai 
thoroly  ground  the  sand  into  all  the  joints. 

"Anchor  Blocks  and  Strips.    On  grades,  curves  or  elsewhere  as  shown  on  the  _ 
rdered  by  the  engineer,  blocks  containing  an  imbedded  anchor  of  iron  or  si 
tpproved  shape  shall  be  furnished.    Steel  strips,  1H  to  wide,  H  in  thick 
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from  2  to  4  ft  long  may  be  wt  on  edge  between  courses  as  a  substitute  for  anchor 
blocks  These  anchor  blocks  or  steel  strips  are  to  be  laid  in  such  courses  and  at  such 
intervals  as  shown  on  plans  or  as  directed  by  the  engineer." 

H.  J.  State  Highway  Dept.  1917  Specifications  covering  manufacture  of 
blocks  and  anchor  blocks  are  as  follows: 

M  Manufacture.  When  compounding  the  above  ingredients  the  trap  rock  and 
asphalt  cement  shall  each  have  a  temperature  of  not  less  than  121°  C  (260°  F)  nor 
more  than  177°  C  (360°  F).  They  shall  be  blended  in  an  asphalt  mixer  of  the  pug  mill 
type.  The  trap  rock  and  filler  shall  be  thoroly  and  uniformly  mixed  together  before 
the  hot  asphaltic  cement  is  added.  After  the  asphaltic  cement  has  been  added,  the 
mixing  shall  continue  for  at  least  8  min  and  as  much  longer  as  is  necessary  to  secure 
a  homogeneous  mixture  in  which  all  the  particles  are  thoroly  coated  with  the  asphaltic 
cement.  The  above  mixture  must  have  a  temperature  of  not  less  than  121°  or  over 
163°  C  (250°  or  over  325°  F)  and  while  at  this  temperature  shall  be  formed  into  blocks 
of  the  specified  siae  under  a  pressure  of  not  leas  than  6000  lb  per  sq  in  applied  on  the 
major  face.  After  compressing  they  shall  be  cooled  immediately  in  the  manner 
required. 

"Anchor  Blocks  shall,  in  addition  to  meeting  the  requirements  specified  hereinabove, 
have  a  strip  of  sheet  iron  0.088  in  in  thickness  and  1  in  wide  so  imbedded  in  the  block 
that  it  is  firmly  held  in  place,  does  not  project  less  than  H  in  or  over  M  in  below 
the  surface  of  the  face  of  the  block,  is  elliptical  in  shape,  the  major  axis  of  which  is 
not  less  than  9  in  or  over  10  in  and  the  minor  axis,  not  less  than  2>$  in  or  over  8  in." 

20.    Miscellaneous  Bituminous  Pavements  Constructed  by 

Mixing  Methods 


Sand  Mixed  with  Asphaltic  Oil  or  Asphalt  Cement.  The  Mass.  Highway 
Comm.  has  endeavored  since  1908  to  develop  an  efficient  method  of  utilising 
the  local  sand  on  Cape  Cod  in  the  construction  of  a  type  of  bituminous 
pavement  suitable  for  the  traffic  to  which  many  of  the  highways  in  the 
southeastern  section  of  Massachusetts  are  subjected.  The  conclusions 
and  specifications  of  the  Commission  cover  the  fundamentals  of  this  type 
of  construction. 

Mass.  High.  Comm.  Report,  1911.  "In  the  fall  of  1908,  the  Commission  decided  to 
try  some  experiments  with  various  bituminous  materials  mixed  with  hot  sand.  Eleven 
sections  of  road  were  constructed  and  a  different  bitumen  was  used  on  each.  Two 
qualities  of  tar  were  used  and  nine  different  oils  or  asphalt  products.  In  each  case 
the  sttbgrade  was  carefully  prepared  of  the  required  width,  and  the  mixture  was  spread 
as  evenly  as  possible  thereon  and  rolled  with  a  light  roller.  The  mixture  was  4  in 
thick  in  the  middle  and  3  in  thick  on  the  sides.  The  sand  and  the  bituminous  ma- 
terials were  first  heated,  and  then  mixed  by  hand  as  thoroly  ss  possible,  before  being 
spread  on  the  road.  Eight  of  these  experimental  sections  practically  failed  within 
(he  year.  Another  section  was  never  very  satisfactory,  and  only  two  remained  in 
good  condition  and  are  still  in  use,  having  been  patched  from  time  to  time.  The 
only  sections  that  succeeded  were  the  ones  where  a  heavy  oil  with  an  asphalt  base 
was  used,  or  where  this  oil  was  used  mixed  with  an  equal  quantity  of  asphalt.  This 
latter  section  was  much  better  than  the  other  two.  The  daily  traffic  that  has  been 
carried  successfully  as  shown  by  the  traffic  census  taken  in  1910,  1912  and  1915  is 
about  as  follows:  Sandwich  Road:  8  heavy  teams,  28  light  teams  and  602  auto- 
mobiles;   Plymouth  Road:    8  heavy  teams,  8  light  teams,  257  automobiles. 

"The  Com  mission  has  constructed  over  23  miles  of  mixed  sand  and  oil  asphalt 
roads  since  the  experiments  made  seven  years  ago  in  1908.  It  has  also  built  over  1>$  miles 
of  sand  mixed  with  tar.  The  roads  are  built  over  a  carefully  prepared  and  hardened 
base,  about  4  in  thick  in  the  middle  and  8  in  on  the  sides,  18  ft  in  width,  with  21  ft 
on  the  curves. 

"Various  asphalts  have  been  used,  both  residuum  and  natural,  and  on  this  mixed 
work  an  oil  asphalt  is  now  used  that  tests  80  penetration  on  a  Dow  penetrometer. 
The  quantity  of  oQ  asphalt  that  is  used  has  to  be  varied  a  little  according  to  the  varia- 
tions In  the  quantity  of  voids  in  the  sand,  18  to  21  gal  being  used  to  1  cu  yd  of  sand. 
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"New  mixing  machines  have  been  made,  and  their  use  insures  a  much  more 
mixture  of  the  sand  and  oil.  Several  sand  heaters  have  been  designed  and  have 
used  with  good  results.  In  these  the  sand  is  kept  in  motion  all  the  time  it  is  being 
heated,  insuring  a  uniform  heating  of  the  sand.  Better  results  have  been  secured 
by  using  a  road  scraper  and  keeping  the  mixture  constantly  shaped  while  it  Set  being 
rolled.  As  stated  above  a  seal  coat  of  a  lighter  oil  improves  the  road  surface  and 
prevents  it  from  having  occasional  pot-holes,  and  decreases  the  cost  of  future  main- 
tenance. 

"The  cost  of  these  sand  and  oil  asphalt  roads  has  varied  from  40  to  61  cents  per 
sq  yd,  the  average  cost  being  52  cents. 

"  There  is  no  class  of  road  built  that  will  go  to  pieces  any  quicker  than  roads  of  the 
above  character,  if  they  are  not  constantly  maintained.  A  pot-hole  in  wet  weather 
will  soon  become  as  big  as  a  bushel  basket,  and  with  many  holes  of  this  kind  the  road 
is  not  only  very  quickly  destroyed  by  the  traffic  but  it  becomes  impassable.  Thousands 
of  dollars  are  lost  every  year  because  (his  maintenance  is  neglected,  the  holes)  not 
being  filled. 

"The  average  cost  of  maintenance  per  year  on  these  mixed  roads  that  have 
in  use  5  years  has  been  1.6  cents  per  sq  yd  per  year;  on  roads  that  have  been  in 
8  years  the  yearly  cost  of  maintenance  has  been  0.75  cents  per  sq  yd.    If  these 
require  a  seal  coat  every  4  or  5  years,  as  seems  probably,  the  average  yearly  cost  of 
maintenance  will  be  about  2)4  cents  per  sq  yd  per  year." 

The  Mass.  Highway  Coram.  Specifications  (30b),  in  part,  are  as  follows: 

"  Method  or  Mixing.  The  sand  and  oil  shall  be  mixed  by  hand  or  in  a  ">******nnira1 
mixer.  If  by  hand,  the  mixing  shall  be  done  on  platforms  with  rakes  and  hoes,  ot 
by  turning  with  shovels.  The  platforms  shall  be  made  of  2-in  planks,  and  shall  ba 
about  8  ft  wide  by  16  ft  long,  but  for  convenience  in  handling  may  be  made  in  2  bocUoms. 
If  a  mechanical  mixer  is  used,  it  shall  have  a  suitable  hot  attachment,  so  arranged 
that  the  materials  will  not  be  burned  during  the  mixing. 

"The  oil  or  oil  asphalt  used  for  mixing  shall  be  as  ordered,  but  in  no  case  shall  of! 
having  a  viscosity  of  less  than  500  sec,  Lawrence  Viscosimeter  at  100°  C  (212°  F)  oa 
oil  asphalt  having  a  penetration  of  less  than  60,  Dow  penetrometer  at  25°  C  (77°  F) 
be  used.  The  amount  of  oil  used  shall  be  as  ordered,  but  in  no  case  shall  leas  than 
15  gal  or  more  than  20  gal  be  used  per  cu  yd  of  loose  sand.  The  oil  shall  be  heated 
to  a  temperature  of  from  121°  to  191°  C  (250°  to  375°  F),  depending  on  the  nature  oi 
the  oil  or  oil  asphalt  used. 

"The  sand  shall  be  clean,  sharp,  fairly  coarse  and  well  graded,  and  shall  contain 
no  adventitious  material  of  any  kind.  It  shall  contain  no  stones  more  than  V£  in  in 
their  longest  dimensions,  or  over  52%  passing  a  50-mesh  sieve.  The  sand 
mixed  with  the  oil  shall  be  dry  and  so  heated,  that  a  uniform  mixture  will  be 
Care  must  be  exercised  not  to  overheat  the  sand  so  as  to  burn  the  oil. 

"Method  or  Laying.  When  the  mixing  is  completed  to  the  satisfaction  of  the 
engineer,  it  shall  be  transported  immediately  to  and  spread  on  the  road.  It  shall 
not  be  dumped  directly  on  the  subgrade,  but  upon  dumping  boards  or  iron  platan; 
the  dumping  boards  or  plates  to  be  of  sufficient  size  to  retain  all  of  the  mixture  wheal 
dumped.  The  mixed  material  after  it  is  deposited  in  place  shall  be  shaped  with  rakes 
and  immediately  rolled  with  a  horse  roller  weighing  about  1  ton.  The  surface  shall 
be  shaped  with  a  road  machine  or  suitable  scraper  and  afterwards  rolled  with  a  tan- 
dem steam  roller.  The  length  of  time  elapsing  before  rolling  with  the  steam  rones 
shall  be  as  ordered  by  the  engineer.  Any  depressions  appearing  in  the  surfacing  shall 
be  filled  with  mixed  material  satisfactory  to  the  engineer.  If  such  depressions  are 
found  after  the  sand  and  oil  have  hardened  so  the  new  material  will  not  bond  readirjr 
with  the  old,  a  sufficient  amount  of  the  old  material  shall  be  dug  out  to  allow  the  plac- 
ing of  not  less  than  2  in  of  the  new  mixture,  which  shall  be  thoroly  rolled.  Any  slight 
unevenness  of  the  surface  shall  be  remedied  by  scraping  with  a  road  machine  or  suit- 
able scraper  and  the  surface  again  rolled. 

"Seal  Coat.  After  the  sand  and  oil  mixture  has  been  shaped  and  rolled  to  the 
satisfaction  of  the  engineer,  a  seal  coat  of  asphaltic  oil  shall  be  distributed  on  the 
surface  in  2  applications  of  K  of  a  gal  per  sq  yd.  Each  application  of  oil  shall  b« 
"overed  with  a  thin  layer  of  sand  spread  evenly  over  the  surface  and  rolled  with  a 

am  roller,  additional  sand  being  added  as  needed  to  absorb  any  flushing  to  tha 

face.    The  asphaltjc  oil  used  for  the  seal  coat  shall  be  of  a  grade  satisfactory  to 
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the  engineer,  bat  in  no  case  shall  oil  having  a  viscosity  of  less  than  260  sec,  or  more 
than  600  sec,  Lawrence  viscosimeter  at  100°  C  (213°  F)  be  used.  The  oil  shall  be 
heated  in  tank  cars  or  otherwise  and  shall  be  transported  to  the  work  in  suitable  dis- 
tributor carts  or  tracks.  It  shall  have  a  temperature  of  approximately  121°  C  (250°  F) 
When  applied.  The  oil  shall  be  applied  by  a  pressure  distributor  which  will  spread 
it  evenly  over  the  surface,  leaving  no  spots  or  streaks  uncovered,  and  no  overlapping 
will  be  allowed. 

Clay  or  Loam  Mixed  with  Asphalt  Cement.  In  1912  a  mixture  of  pul- 
verized clay  and  asphalt  cement  was  laid  in  Iola,  Kan.  Since  1912  several 
sections  of  this  type  of  bituminous  pavement  have  been  laid  thruout  the 
United  States. 

Method  of  Construction  (51b).  "In  constructing  this  pavement,  a  specially 
designed  machine  thoroly  pulverizes  the  soil  which  is  fed  into  it,  which  may  be  that 
excavated  from  the  road  in  grading,  at  the  same  time  evaporating  the  moisture  con- 
tained therein  and  heating  all  material  to  the  degree  necessary  for  uniform  and  easy 
mixing.  There  are  two  drums,  the  inner  of  which  has  blades  on  the  outer  circum- 
ference. The  outer  drum  acts  as  a  heater.  The  inner  revolves  at  a  rate  of  about 
600  rev  per  min,  and  the  blades,  which  are  arranged  normal  to  a  helix  so  that  the 
material  is  worked  toward  one  end,  throwB  the  material  against  the  outer  drum.  It 
is  raised  by  flights  on  the  inner  surface  of  the  outer  drum,  which  revolves  slowly,  and 
as  it  falls  back  it  is  again  caught  by  the  blades,  this  process  being  repeated  until  all 
the  earth  is  pulverised  completely  and  comes  out  as  flour.  A  screen  prevents  un- 
pulverized  particles  from  coming  out.  Any  sand  particles  come  out  clean  and  bright. 
The  bituminous  binder  is  then  mixed  with  the  pulverized,  dried  and  heated  material 
in  a  regular  asphalt  mixer.  The  product  as  it  comes  out  resembles  pulverized  rock 
asphalt  more  than  it  does  sheet-asphalt,  tho  it  can  be  handled  in  the  same  way  as 
the  latter.  It  is  hauled  to  the  road,  spread,  and  rolled  when  sufficiently  cool.  The 
material  which  has  been  used  as  mineral  aggregate  in  Iola  is  a  clayey  sub-soil  excavated 
from  the  street  to  be  paved.  This  material,  which  is  commonly  known  as  gumbe 
soil  in  the  middle  west,  is  considered  the  most  refractory  soil  or  clay  to  work  up  into 
paving,  yet  it  was  readily  pulverized  and  mixed  with  the  asphaltic  cement." 

Report  by  Dow  (61b).  "The  National  pavement  is  composed  of  asphalt  cement 
mixed  with  pulverized  clay  or  loam  which  may  contain  more  or  less  sand  or  fine  stone. 
Owing  to  the  strong  affinity  for  bituminous  materials  like  asphalt  cement  possessed 
by  the  colloidal  silica  and  silicates  contained  in  clay  and  clayey  soils,  and  also  to  the 
fine  state  of  division  of  the  pulverized  clay,  a  very  soft  asphalt  cement  may  be  used 
in  the  mixture  without  danger  of  producing  a  pavement  too  soft  for  traffic.  In  this 
respect  it  nas  a  distinct  advantage  over  other  types  of  bituminous  pavements,  for  it  is 
a  well  known  fact  that  the  softer  the  asphalt  cement  used  the  longer  the  life  of  the 
pavement,  provided  it  is  not  so  soft  as  to  roll  under  the  traffic  As  to  the  wearing 
qnaHtifw  of  this  paving  material  no  one  can  say  from  a  practical  experience,  but, 
lodging  from  its  characteristics,  it  is  hard  to  appreciate  how  it  can  be  worn  away. 
The  wearing  can  not  take  place  in  a  manner  similar  to  the  other  types  of  bituminous 
pavements  constructed  with  sand  and  coarse  mineral  aggregate.  In  these  materials, 
the  coarse  mineral  matter  slowly  pulverizes  under  traffic  and  grinds  away,  but  in  the 
case  of  the  National  pavement  the  clay  is  already  pulverized  to  as  fine  a  condition 
as  possible  and  there  can  not  be  any  further  grinding  of  the  particles.  One  great 
advantage  which  this  paving  material  possesses  over  that  of  other  bituminous  pave- 
ments is  that  it  is  made  of  finely  pulverized  clay  with  little  or  no  gritty  particles  con- 
tained in  it.  It  will  not  have  the  same  wearing  effect  on  rubber-tired  vehicles  which 
are  now  so  much  in  use  on  our  public  highways." 

In  a  later  report  (1917)  Dow  states  that,  "as  the  National  pavement  is  composed 
of  the  finest  divided  mineral  particles  which  present  a  large  surface  area  to  be  covered 
with  bitumen,  its  asphalt  contents  is  much  greater  than  that  of  any  other  type  of 
bituminous  pavement,  thus  making  it  a  more  malleable  material.  This  great  malle- 
ability will  prevent  the  formation  of  cracks  and  depressions  in  the  pavement  when 
it  is  subjected  to  traffic,  and  will  tend  to  keep  the  surface  smooth  and  uniform  and  free 
from  ruts." 

Specifications  for  National  Pavement  are,  in  part,  as  follows:  "Upon  the  foundation 
prepared  and  laid  as  elsewhere  herein  specified  shall  be  laid  the  pavement  pre 
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This  shall  consist  of  a  bituminixed  earth  wearing  surface  . . .  inches  in  ****■■■  can 
posed  of:    Pulverised  day,  loam  or  earth,  80  to  86%;  asphalt  cement,  15  to  20%. 

"Asphalt  Cbmbnt.  It  shall  have  a  penetration  at  26°  C  (77°  F)  of  from  80  to  2ft 
depending  on  the  fineness  of  the  pulverised  earth,  the  traffic,  and  the  local  "f—- — 
conditions. 

"Pulverized  Eabth,  Clay  ob  Loam.  This  shall  be  an  earthy  material  complymj 
with  the  following  requirements,  the  tests  being  made  on  the  dried  material. 

1.  Upon  sifting  it  shall  have  the  following  mesh  composition: 

Passing  200-mesh  sieve 60  to  100% 

Passing    50-mesh  sieve,  and  retained  on  200-mesh  sieve    0  to    80% 
Passing    20-mesh  sieve,  and  retained  on    60-mesh  sieve     0  to    20% 

2.  When  the  earth,  clay  or  loam  is  worked  into  a  stiff  paste  and  molded  into  i 
standard  cement  briquette  it  shall,  after  drying,  show  a  tensile  strength  of  not  lei 
than  60  lb  per  sq  in. 

8.  It  must  be  soluble  in  dilute  hydrochloride  add  (1.2)  to  the  extent  of  not  less  thsj 
5  nor  over  15%. 

4.  The  pulverized  earth  must  not  contain  more  than  6%  of  carbonates. 

5.  On  igniting  at  a  red  heat,  it  shall 'lose  between  3  and  12%. 

"Wearing  Surface.  The  earth  must  be  heated  and  pulverised  by  passing  thru  i 
revolving  drum  containing  a  disintegrator  of  approved  type.  The  pulverised  card 
when  used  must  be  at  a  temperature  between  93°  and  149°  C  (200°  and  800°  F).  Thi 
asphalt  cement  when  used  must  be  at  a  temperature  between  121°  and  149°  C  (2W 
and  300°  F).  The  pulverised  earth  and  asphalt  cement  shall  be  brought  together  and 
mixed  for  at  least  1  min  in  a  suitable  appliance  until  a  homogeneous  mixture  is  produced 
in  which  all  the  partides  are  thoroly  coated  with  asphalt  cement. 

"Laying.  The  surface  mixture  prepared  in  the  manner  above  described  shall  bi 
brought  to  the  work  in  wagons  and  upon  reaching  the  street,  shall  have  a  temper* 
ture  between  98°  and  136°  C  (200°  and  276°  F).  The  temperature  of  the  surfeej 
mixture  within  these  limits  shall  be  regulated  according  to  the  temperature  of  tin 
atmosphere  and  the  working  of  the  mixture  and  the  character  of  the  materials  employed 
On  reaching  the  street  it  shall  at  once  be  dumped  on  a  spot  outside  of  the  space  on  whieft 
it  is  to  be  spread.  It  shall  then  be  deposited  roughly  in  place  by  means  of  ■timnti 
after  which  it  shall  be  uniformly  spread  in  place  by  means  of  hot  iron  rakes  in  such  s 
manner  that  after  having  received  its  final  compression  by  rolling  the  finished  pave- 
ment shall  conform  to  the  established  grade.  The  thickness  of  the  finished  onrfaei 
mixture  shall  average  2  in.  Not  more  than  10%  variation  from  the  average  tbicknesi 
specified  will  be  permitted  in  any  one  spot.  After  raking,  the  surface  mixture  shall 
be  compressed  by  rolling  or  tamping.  After  it  has  received  its  first  compression  and 
has  cooled  sufficiently,  the  surface  shall  then  be  thoroly  compressed  by  a  steam  roflw 
weighing  not  less  than  200  lb  per  in  width  of  tread,  the  rolling  being  carried  an  con- 
tinuously at  the  rate  of  not  more  than  200  sq  yd  per  hr  per  roller  until  a  compression  ■ 
obtained  which  is  satisfactory  to  the  engineer." 

Wood  Fibers  Mixed  with  Bituminous  Cement.  In  1911  an  experimental 
section  of  bituminous  pavement  of  this  type,  known  as  Fibred-Asphalt 
was  constructed  in  St.  Albans,  W.  Va.  under  the  direction  of  the  patentee, 
Geo.  H.  Henderson.  Since  1911,  sections  have  been  constructed  in  several 
states,  including  Delaware,  New  York,  and  Tennessee. 

Method  of  Manufacture  and  Construction  (27a).     "This  pavement  consists  of 

the  fibers  of  hard  wood,  impregnated  with  a  preservative  compound  and  bound  wita 

a  bituminous  material.    The  fiber  used  is  the  toughest  sinew  of  hard  wood  remaining 

after  the  deteriorable,  evaporable  sap,  essences  and  softer  portions  of  the  wood  have 

been  extracted  and  removed.    It  is  obtained  as  a  by-product  of  the  manufacture 

of  tannin  and  other  essences.    In  preparing  the  material  for  pavement  purposes,  the 

fibers  are  removed  from  the  extract  vats  by  endless  belts  and  conveyed  to  vacuum 

driers.     After  being  dried  they  are  screened,  the  largest  chip  used  being  that  r^-nfnc 

p  A-mesh  sieve.    Four  different  sized  sieves  are  used,  the  various  sixes  of  chips  being 

TdB  mechanically  mixed  in  the  predetermined  proportions,  from  the  larger 

-**n  to  wood  flour.    The  dry  graded  chips  are  next  conveyed  to  a  mixer,  where 

egnating  preservative  is  added,  and  are  then  coated  with  molten  asphalt. 
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mixture  is  neat  discharged  into  molds  4H  ft  by  6H  ft  and  compressed  into  4  ft 
by  6  ft  blocks  ready  for  shipment. 

"In  laying  the  pavement  the  prepared  material  is  shipped  in  blocks  to  the  site  of 
Use  work.  The  blocks  are  then  chopped  up  into  S  or  4  pieces  and  placed  in  a  special 
portable  reheating  machine,  from  which  the  material  is  discharged  hot  onto  the  pre- 
pared road-bed,  and  mechanically  spread  by  an  attachment  to  the  machine  to  a  uniform 
depth  of  4  in  uncompressed.  The  hot  material  is  then  tamped  by  hand  by  large  wooden 
*■— r»s  first  dipped  in  water  to  avoid  picking  up  the  sticky  material.  The  tamping 
operation  is  followed  by  a  series  of  steam  rollings  until  the  material  is  compressed  to 
a  compact,  homogeneous  mass  2  in  thick,  this  constituting  the  wearing  surface  of 
the  road.  The  cost  of  the  reheating  machine  complete  is  $2600,  and  it  is  stated  that 
the  entire  force  required  for  its  operation,  including  shaping  and  tamping  of  the 
mechanically  spread  material,  consists  of  1  expert,  1  foreman,  1  engineer  and  12 
laborers.  In  addition  there  will  be  the  steam  roller  operators.  The  cost  of  the  pre- 
pared material  f  .o.b.  cars  is  stated  to  be  about  42  cents  per  sq  yd  of  finished  road, 
and  it  is  further  stated  that  2-in  pavement  can  be  constructed  at  a  coat  of  about  60 
cents  per  sq  yd,  this  including  royalties,  labor  and  all  charges." 

2L    Construction  Cost  Data 

The  cost  of  bituminous  concrete  pavements  varies  with  the  kind  and 
quantity  of  bituminous  material  used,  the  character  of  the  aggregate  and 
the  method  of  construction  employed.  Using  an  aggregate  of  stone  varying 
from  Vi  to  1 K  in  in  longest  dimensions,  mixed  with  5  to  8%  of  bitumen, 
and  a  seal  coat  of  %  gal  per  sq  yd,  the  cost  of  a  2-in  wearing  course  should 
be  30  to  60  cents  per  sq  yd  in  excess  of  water-bound  broken  stone  roads. 
The  cost  of  pavements  of  Classes  B  and  C  usually  varies  from  SI  to 
$2.50  per  sq  yd,  including  foundations  and  light  grading.  Asphalt  block 
pavements  on  6  or  (Mn  cement-concrete  foundation  vary  in  cost  from  S2 

to.  $3  per  8Q  vd- 

Records  of  Cost  Data  for  Class  B  Pavements  by  White  (78a).  In  describing  the 
construction  of  bituminous  concrete  pavements,  South  Park,  Chicago,  the  following 
details  of  recording  costs  of  operation  of  a  Link-Belt  Portable  Asphalt  Plant  and  the 
laying  of  the  daily  output,  which  frequently  amounted  to  1250  sq  yd  of  2-in  surface, 
are  cited. 

"The  surface  foreman's  report  on  work  order  No.  2201  of  the  same  date  records: 
Date;  work  number;  location  of  work;  thickness  of  asphaltic  concrete  laid;  square 
yard*  of  each  thickness;  number  and  duties  of  each  man  employed;  number  of  hours 
and  rate  per  hour  of  each  man;  total  batches  received  from  each  asphalt  plant;  num- 
ber gallons  for  squeegee;  number  cubic  yards  and  kind  of  sand;  number  of  pounds 
of  coal. 

"The  surface  foreman's  labor  report  on  work  order  No.  2201  of  the  same  date  also 


Number 
of 


1 
4 
1 
2 
4 
1 
1 
1 
1 
2 
1 


How  Occupied 


Top  foreman 

Laborers  raking 

Laborer  tamping  back. 

Laborers  tamping 

Laborers  spreading 

Laborer  dumping  carta. 
Laborer  painting  joints 
Laborer  spreading  sand 

Timekeeper 

Ten-ton  rollers 

General  foreman 


Rate 
per  Hour 
in  Cents 


40.0 
88.0 
88.0 
82.0 
27.0 
27.0 
27.0 
26.0 
27.5 
55.5 
55.6 


Hours 
Worked 


9.0 
42.0 
10.5 
21.0 
42.0 
11.5 
11.5 
10.0 

2.0 
21.5 

1.0 
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"The  daily  report  of  the  asphalt  plant  foreman  records:  Date;  work  numb« 
location  of  work;  total  batches  delivered  by  each  asphalt  plant;  hours  delay  an 
cause;  number  and  duties  of  each  man  employed;  number  of  hours  and  rate  pi 
hour  of  each  man;  amount  of  asphalt  used;  amount  and  kinds  of  stone  used;  amowi 
and  kinds  of  sand  used;  amount  of  coal  used;  amount  of  gasoline  used. 

"In  order  to  illustrate  the  data  as  to  number,  rate,  and  hours  of  men  employe 
in  the  asphalt  plant  crews,  the  asphalt  plant  foreman's  report  on  work  order  No.  220 
of  July  1, 1912,  is  quoted  as  follows: 


Number 
of  Men 


1 
1 
I 
2 
4 
4 
6 
4 
2 
6 
4 
1 
4 
4 
1 
1 
2 
2 
1 


How  Occupied 


General  construction  foreman 

Asphalt  plant  foreman 

Traction  engineer 

Firemen 

Asphalt  cutters 

Tankmen 

Feeders 

Mixers 

Coal  men 

Men  cleaning  up 

Linemen , n 

Oiler,  machine  tender 

Carts  hauling  hot  ashpalt 

Carts  moving  material 

Team  cleaning  up 

Timekeeper 

Timekeepers '. 

Watchmen 

Water  boy 


Rate 
per  Hour 
m  Cents 

Hoars 
Worked 

65.6 

1 

88.8 

9 

56.6 

12 

29.7 

18 

25.0 

36 

25.0 

36 

25.0 

54 

25.0 

36 

25.0 

18 

21.8 

54 

25.0 

36 

30.0 

12 

60.0 

24 

50.0 

12 

68.7 

9 

33.8 

.2 

27.1 

4 

250) 

18 

12.5 

8    - 

Cost  Data  Relative  to  Class  B  Bituminous  Gravel  Concrete  Pavement  built  in  19M 
on  the  Alexandria-Accotink  Road,  Fairfax  County,  Va.,  under  the  direction  of  th« 
U.  S.  O.  P.  R.  (67d).     For  details  of  construction,  see  Art.  14. 

Unit  Prices  or  Labor,  Teams  and  Trucks:  Foremen,  roUermen  and  skilled 
laborers,  $4  per  8-hr  day;  common  laborers,  $1.60  to  82.00  per  day;  teams,  $4.50  pea 
day;  trucks,  $1  per  hr. 

Labor  Costs  in  cents  per  sq  yd:  Hauling  asphalt,  1.424;  mixing,  15.156;  haulim 
mix,  6.64;  setting  headers,  1.421;  spreading  mix,  8.627;  rolling,  0.766;  sealing,  1.815; 
hauling  pea  gravel,  0.777. 

Costs  or  Materials:  Gravel,  10  cents  per  cu  yd  and  0.91  cents  per  sq  yd  of  2  ia 
wearing  course;  asphalt,  $15  per  ton  and  14.59  cents  per  sq  yd;  limestone  dust,  $6  pel 
ton  and  1.58  cents  per  sq  yd;  pea  gravel  for  seal  coat,  $1.50  per  ton  and  1.42  cents  pa 
sqyd. 

Total  Cost:  Labor  per  sq  yd,  31.13  cents;  material  for  bituminous  concrete  per  sq 
yd,  18.45  cents;  total  cost  of  2-in  bituminous  gravel  concrete  wearing  course,  49.51 
cents  per  sq  yd. 

Cost  Data  Relative  to  Topeka  and  Bitulithic  Pavements.  In  Tables  IV 
and  V  are  given,  for  several  localities  in  the  United  States,  1916  prices  of 
Topeka  and  Bitulithic  .pavements  on  cement-concrete  foundations. 

Cost  Data  Details  of  Topeka  Pavement  in  Holland,  Mich.  (61a).    "The  paving 

proper  consisted  of  6  in  of  Portland  cement-concrete  and  2  in  of  asphaltic  concrete; 

the  latter  being  the  combination  known  as  Topeka  specification.    The  material  for 

*Ha  bituminous  wearing  surface  cost  as  follows:    Pioneer  asphalt,   10.1  cents  pet 

♦one,  H  in,  $1.20  f.o.b.  on  the  dock,  average  haul,  1  mile;  sand,  90  cents  per  yd. 

iwst  $4  per  day;  labor,  $2  per  day  on  a  9-hr  basis;  and  an  inspector  and  fore- 

nbined,  $5  per  day. 
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Table  IV.— Cost  of  Topeka  Pavements  in  1916  in  Several  Cities 
From  Engineering  and  Contracting,  April  4,  1917 


City 


Albany,  N.  Y 
Barriamirg.  P, 
Newark,  Ohio, 
Sofiith  Bend.  Ind. . . . 
Chicago  Heights,  I1L 
Fond  du  Lac,  Wis.  . 

St.  Paul,  Minn 

Sfaox  Falls,  S.  Dak. 
Manhattan,  Kan.  . . 
Chattanooga,  Tenn. 

Hfflsbovo,  Tex. 

VaUejo,  CaL 


Square 
Yards 

* 

Price* 
per 

Guar- 
antee 

Sq  Yd 

Yean 

13  398 

$1.71t 
1.33f 

5 

10  361 

6 

13  243 

1.58 

5 

37  444 

l-48t 

5 

57  000 

1.00 

5 

22  375 

1.53 

5 

95  350 

1.54 

84  243 

1.59t 

5 

41000 

1.22t 

5 

32  520 

1.40t 

5 

13  000 

1.60t 

5 

40  000 

1.08t 

Wearing; 

Course 
Thickness 

Inches 


2* 

2 

2 

2 

2 

2 

2 

2 

2 

2 

2 

1 


Concrete 
Foundation 


Propor- 
tions 


•Price  covers  pavement,  foundation,  and  shaping  subgrade. 
fDoes  not  include  shaping  subgrade. 

"Sixteen  men  were  used  in  the  concrete  gang  and  13  men  in  the  asphalt  gang,  the 
latter  including  the  roller  man  and  engine  tender.  Two  Rapid  mixers  were  used, 
the  same  machines  being  used  for  both  Portland  cement-concrete  and  bituminous 
concrete.  The  paving  machinery  having  been  purchased  by  the  street  fund,  6  cents 
per  sq  yd  was  paid  into  this  fund  for  the  use  of  the  machinery,  or  a  total  of  $967.26. 
One  hundred  dollars  was  also  paid  into  the  same  fund  for  the  use  of  the  city  roller. 

"The  6-in  concrete  base  was  put  down  for  41.2  cents  per  sq  yd  and  the  2-in  asphaltic 
concrete  top  for  54.2  cents  per  sq  yd,  making  a  total  cost  of  pavement  of  95.4  cents 
yd." 


Table  V. — Cost  of  Bitnlithic  Pavements  in  1916  in  Several  Cities 
*  From  Engineering  and  Contracting,  April  4, 1917 


City 


Cambridge,  M 
Providence,  R.  I.  . . . 

Elmira,  N.  Y.  • 

Harrison,  N.  J 

Cincinnati,  Ohio 

Battle  Creek,  Mich. 
Muscatine,  Iowa.  . . . 
Sioux  Falls,  N.  Dak. 
Greensboro,  N.  C. . . 

Austin,  Tex. 

Butte,  Mont. 

Denver,  Cojo 


Square 
Yards 

Price* 

per 

Sq  Yd 

Guar- 
antee, 
Years 

10  310 

$2.75 

6 

20  552 

2.10 

5 

10  643 

2.25 

5 

18  512 

2.20 

5 

1088 

2.40 

5 

63  943 

1.28 

•   • 

25  615 

1.83 

5 

42  734 

2. 10t 

5 

8  516 

1.60 

■  • 

60  143 

2.00f 

•  • 

22  586 

2.65 

5 

25  000 

2.00 

5 

Wearing 

Course 

Thickness, 

Inches 


concbbtb 
Foundation 


Thickness, 
Inches 


•Price  covers  pavement,  foundation,  and  shaping  subgrade* 
fDoes  not  include  shaping  subgrade. 
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Table  VL — Cost  of  Asphalt  Block  Pavements  in  1914  in  Several  Cities 

From  Engineering  and  Contracting,  April  7»  1915 


City 


Holyoke,  M 
Jamestown,  N.  Y.  . 
Niagara  Fall*,  N.  Y 

Toledo,  Ohio. 

Windsor,  Ont. 

Regina,  Saak. 


Square 
Yards 


5  567 

9  423 

34  165 

7  794 

36  086 

28  525 


Price* 

per 
SqYd 


$2.38 
2.35f 
2.62 
2.00t 
2.75f 
8.00 


Guar- 
antee, 
Years 


5 

5 

5 

15 


CONC&BTB 

Foundation 


Thickness, 
Inches 


4 

5 
6 
5 
6 
5 


ttoi 


2i:5 


!f:l 
!|:J 


2|:5 
3  :6 
3}:6 
2  :4 

6 


♦Price  covers  pavement,  foundation,  and  shaping  subgrade. 
fDoes  not  include  shaping  subgrade. 

Cost  Data  Details  of  Bitulithic  Pavement  in  Portland,  Ore.  (62).    "The  costs  of 
materials  and  labor,  both  at  the  paving  plant  and  on  the  street,  are  based  upon  daily 
cost  records  kept  by  the  Bureau  of  Standards  of  the  City  of  Portland  in  1915  and  1916 
involving  the  laying  of  24  843  sq  yd  of  2-in  Bitulithic  wearing  surface. 
Materials  Per  Sq  Td 

Asphalt  cement  at  $10 . 50  per  ton $0. 128 

Sand  at  $0.45  per  cu  yd 0.018 

Rock  screenings  at  $0.93  per  cu  yd 0.082 

Portland  cement 0.000 

Crushed  rock  at  $0.93  per  cu  yd 0.038 

$0,216 
Mixing  Plant  Costs 

Labor $0.0340 

Fuel  oil,  $1.10  per  bbl 0.0190 

Lubricating  oil 0.0007 

Power 0.0080 

^ ™» 

$0.0567 

Haul,  average  of  3  miles $0.0610 

Street  Costs 

Labor $0.0480 

Coal  for  roller,  $6  per  ton 0.0005 

Coal  oil  at  $0.10  per  gal 0.0004 

$0.0439 

Total  fob  Material  and  Labor $0.8800 

Overhead 

Maintenance  and  repairs  to  plant  and  equipment $0,020 

Depreciation  and  obsolescence  of  plant  and  equipment,  20%  .    '  0.046 

Interest  on  plant  and  equipment  at  6% 0.014 

Supervision  and  office  expense 0.065 

Taxes  and  use  of  plant  site 0.087 

Insurance 0.003 

Total  superintendence  and  overhead $0. 185 

Total  for  Pavement $0,565 

Notes:  The  cost  allowance  of  $0.02  per  sq  yd  for  maintenance  and  repairs  to  plant 
led  upon  the  actual  guarantee  that  manufacturers  of  certain  paving  plants  are 
X  to  make  on  their  plants  for  a  moderate  amount  of  paving. 
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"  The  cost  factor  for  depredation  and  obsolescence  is  based  upon  plant  and  equipment 
valued  at  $15  000  and  upon  a  yearly  output  of  66  000  sq  yd,  which  was  the  output  of 
the  contractors'  plants  in  1915.  The  factor  of  20%  for  depredation,  which  is  based 
on  the  allowance  made  for  depreciation  on  the  District  of  Columbia  paving  plant,  is 
liberal,  for  the  Warren  Brothers  Co.  use  a  factor  of  10%  depreciation  on  their  plants. 

"The  cost  of  supervision  and  office  expense  is  based  upon  the  following  force:  A 
superintendent  at  $2400  per  year,  one  bookkeeper  at  $1200  per  year,  and  a  stenographer 
at  $600.  This  force  is  considered  as  working  thruout  the  entire  year  and  devoting  all 
its  attention  to  paving,  tho  in  actual  practice  a  fores  of  this  kind  handles  many  other 
contract  items  than  paving  in  a  year's  work. 

"The  cost  item  of  taxes  and  use  of  plant  site  is  based  upon  the  payment  of  a  rental 
of  $200  per  month  for  a  plant  site.  This  is  a  far  higher  rate  than  probably  any  of  the 
plants  in  Portland  pay." 

MAINTENANCE 

22.    Causes  of  Failure 

The  percentage  of  failures  of  bituminous  concrete  pavements  is  much 
smaller  than  in  the  case  of  bituminous  macadam  pavements.  Failures 
may  be  considered  from  the  standpoint  of  inadequate  drainage  and  founda- 
tions, the  materials  employed,  and  methods  of  construction  adopted. 
Many  failures  have  occurred  because  the  type  of  pavement  used  was  not 
suitable  for  the  traffic  or  other  local  conditions.  From  an  economic  stand- 
point, numerous  failures  are  due  to  inefficient  maintenance. 

Failures  Due  to  Frost  Action  on  Ashokan,  N.  Y.,  Highways  (20).  "At  a  number  of 
culverts  which  had  heaved  with  the  frost,  a  greater  thickness  than  the  theoretical 
2-in  wearing  course  was  necessary  as  it  was  considered  advisable  not  to  decrease  the 
thickness  of  the  bottom  course  of  crushed  stone  over  the  culvert,  but  to  give  the  road 
a  gentle  slope  each  side  of  the  culvert.  Numerous  bumps  or  warts  on  the  road  which 
were  removed  proved  to  be  caused  by  the  working  up  of  boulders  by  the  frost.  The 
boulders  varied  in  size  from  2  to  200  cu  ft  These  at  the  time  of  construction  had  either 
been  below  the  sub-grade  or  had  been  leveled  off  to  that  grade,  it  being  thought  better 
to  keep  them  In  place  rather  than  remove  them  with  consequent  soft  places  in  the 
foundation.  This  work  was  accomplished  with  the  City's  forces  by  barring  and 
wedging  or  by  light  charges  of  powder." 

Materials.  Poor  and  unsuitable  materials  have  been  accountable  for 
certain  failures.  In  some  cases  an  apparent  cause  of  failure  has  been  an 
excess  of  flux  or  of  the  volatile  constituents  in  asphalt  cements.  Pavements 
constructed  with  such  materials  are  frequently  wavy,  due  to  the  movement 
of  the  surface  under  heavy  traffic.  The  use  of  bituminous  cements  having 
too  low  penetration  has  resulted  in  the  cracking  or  general  disintegration 
of  the  pavement.  Many  causes  of  failure  would  be  eliminated  if  engineers 
would  devote  more  time  to  a  consideration  of  the  physical  and  chemical 
properties  of  the  materials  which  they  employ.  If  a  bituminous  material 
laboratory  is  not  connected  with  the  department,  it  should  be  neither 
expensive  nor  difficult  to  secure  certified  analyses  made  by  reputable  chem- 
ical engineers. 

Either  too  large  broken  stone  or  stone  of  too  uniform  sise  may  cause  a 
failure.  Especially  is  this  the  case  with  very  hard  and  tough  broken 
stone.  The  rocking  of  the  stone  causes  the  formation  of  fine  cracks  which 
eventually  lead  to  disintegration.  Poor  combinations  of  sites  of  broken 
stone  and  sand  have  resulted  in  segregation  during  mixing,  transportation 
or  spreading,  resulting  in  a  pavement  of  varying  density  and  stability. 

Construction.  Many  cases  are  reported  where  materials  have  been 
overheated  due  to  the  belief  that  all  materials  may  be  and  even  should  be 
heated  to  the  same  temperature  before  using  and  that  it  is  impossible  to 
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injure  bituminous  materials  by  heating  to  high  temperatures.  Overheating 
of  the  mineral  aggregate  has  caused  burning  of  the  bituminous  material  in 
some  instances  or  the  formation  of  a  thin  film  of  bituminous  material  over 
the  broken  stone  which  is  not  of  sufficient  amount  to  bind  the  adjacent 
particles  together.  The  use  of  a  wet  aggregate  will  result  in  a  poor  mix  with 
consequent  unsatisfactory  results.  In  many  instances  the  seal  coat  has 
not  been  applied  uniformly.  The  result  is  either  uneconomical,  due  to  the 
necessity  of  a  second  application  before  75%  of  the  surface  requires  re- 
treatment,  or  the  disintegration  of  the  pavement  whenever  bare  spots 
occur  in  pavements  where  a  coarse  aggregate  was  used  and  where  there  is 
considerable  horse-drawn  vehicle  traffic.  Some  failures  have  been  caused 
by  using  unheated  stone  with  bituminous  cements  which  will  not  adhere 
satisfactorily  or  which  mix  only  with  great  difficulty  under  such  conditions. 

Causes  of  Waviness  by  Smith  (60a).     "Whatever  type  of  construction  is  decided 
upon,  it  must  always  be  borne  in  mind  that  a  bituminous  wearing  surface  is  flexible 
and  will  only  give  good  service  when  it  is  properly  supported  by  an  adequate  founda- 
tion.   Soft  spots  or  weak  places  in  the  foundation  will  cause  a  settlement  of  the  over- 
lying wearing  surface  which  will  result  in  rapid  deterioration.    Water  will   nolloct 
in  such  low  spots  and  rapidly  destroy  the  bond  between  the  bituminous  binder  and 
the  mineral  aggregate.    The  wheels  of  each  vehicle  passing  over  such  depressions 
will  strike  a  heavy  blow  as  they  drop  into  them  and  cause  displacement  of  the  wearing: 
surface,  resulting  in  the  formation  of  a  ridge  which  still  further  adds  to  the  vibration 
of  the  springs  and  causes  successive  blows  to  be  dealt  to  the  pavement  until  the  spring 
vibration  becomes  normal  again.    This,  of  course,  results  in  the  formation  of  waves. 
In  most  heavy  commercial  vehicles  the  springs  are  comparatively  short  and   stiff. 
The  vibrations  are,  therefore,  quick  and  tend  to  strike  very  heavy  blows,  resulting  in 
wave  formation  at  right  angles  to  the  line  of  traffic  having  their  crests  from  8  to  4  ft 
apart.    This  is  plainly  noticeable  on  roads  having  a  bituminous  wearing  surface  and 
it  is  still  more  evident  on  water-bound  macadam  roads.    The  poorer  and  less  rigid 
the  foundation  the  more  pronounced  the  waves.    This  is  quite  distinct  from   the 
shearing  or  shoving  action  exerted  by  vehicles  rounding  curves  at  a  moderately  high 
rate  of  speed.    The  motor-bus  is  perhaps  more  directly  responsible  for  this  type  of 
wave  formation  than  any  other  modern  type  of  vehicle.     In  England,  more  especially 
in  the  neighborhood  of  London  and  other  large  cities,  it  is  easy  to  pick  out  those  roads 
which  carry  motor-bus  traffic,  as  they  invariably  show  the  kind  of  wave  formation 
above  described.    On  water-bound  macadam  roads  it  is  no  uncommon  thing  to  find 
considerable  stretches  in  which  the  difference  in  level  between  the  wave  crestR  and 
troughs  amounts  to  4  in  and  over.     This  wave  formation  is  noticeable  in  rock  and 
sheet-asphalt  pavements  laid  on  9  in  of  concrete  as  well  as  on  country  roads  covered 
with  sheet-asphalt,  tarred  slag,  bituminous  concrete  or  bituminous  macadam.     Gen- 
erally speaking,  the  wave  formation  in  sheet  or  rock  asphalt  pavements  laid  on  con- 
crete foundations,  while  noticeable,  is  not  excessive,  whereas  in  bituminous  surfaces 
on  inferior  macadam  foundations  it  is  one  of  the  primary  causes  of  disintegration. 
The  consistency  of  the  bituminous  binder  used  in  these  English  roads  is  on  the  average 
somewhat  harder  than  that  used  in  the  United  States  and  there  are  no  long  hot  periods 
to  soften  them  up  such  as  are  frequent  here.     In  their  -very  moist  climate  it  has  been 
found  that  a  harder  bitumen  adheres  more  tenaciously  to  the  mineral  aggregate  and 
is  less  affected  by  water  action.    It  is  fair  to  assume,  therefore,  that  their  road  sur- 
faces are  at  least  no  more  plastic  than  ours  and  personal  examination  showed  that 
in  the  majority  of  them  the  bonding  qualities  of  the  bitumen  had  not  been  weakened 
by  water  action  and  that  the  grading  of  the  mineral  aggregate  was  normal.     It  b 
believed  that  much  of  this  could  be  avoided  by  having  longer  and  more  flexible  springs 
on  vehicles  of  this  type,  thus  greatly  lessening  the  road  shock. 

"Slow  moving,  heavily  loaded  vehicles  are  much  more  prone  to  cause  displacement 

and  wave  formation  than  are  the  lighter  type  of  vehicles  moving  at  a  speed  of  from 

15  to  25  miles  per  hr.    This  was  clearly  shown  by  a  60-ft  street  in  one  of  our  eastern 

cities,  which  was  paved  with  a  bituminous  concrete  mixture  containing  more  atone 

-  the  average  Topeka  mixture.    The  foundation  was  5  in  of  concrete  and   the 

*  grade  about  3%.     A  trolley  line  in  the  center  of  the  street  sharply  divided 
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the  moving  traffic.  The  traffic  up-hill  waa  composed  largely  of  slow-moving,  loaded, 
S  to  4-ton  horse-drawn  vehicles  and  a  few  motor  trucks,  whereas  on  the  down  grade 
it  waa  confined  to  light  delivery  wagons  and  empty  trucks,  but  the  number  of  vehicles 
on  each  aide  was  about  equal.  The  pavement  on  the  up-hill  side  very  soon  developed 
wave  formation  to  such  an  extent  as  to  require  a  large  amount  of  resurfacing,  whereas 
that  on  the  down-hill  side  gave  satisfactory  service  for  a  long  period  with  practically 
no  wave  formation.  Both  aides  were  laid  with  the  same  mixture  and  at  the  same 
time.  The  concrete  in  many  places  was  defective  and  at  these  points  the  wave  for- 
mation waa  most  marked." 

Theory  of  Cause  of  Waves  in  Bituminous  Pavements.  Hempelman  (35)  states  that 
in  St.  Louis  there  has  been  recorded  on  the  surface  of  bituminous  pavements  a  tem- 
perature of  142°  F  and  in  less  than  6  months  a  temperature  of  4°  below  zero.  It  was 
thought  that  there  might  be  a  sufficient  difference  in  temperature  between  successive 
imaginary  layers,  meaning  at  different  depths  from  the  surface  in  contact  with  the 
wheels  of  the  passing  vehicle,  as  to  result  in  a  material  change  in  the  consistency  of  the 
asphartic  or  tar  binding  cement  for  these  various  depths  under  the  climatic  conditions 
such  as  obtain  in  Missouri  and  other  states  of  the  central  Mississippi  valley.  It  is 
not  uncommon  in  this  section  to  experience  a  dry,  hot  spell  of  from  5  to  8  weeks,  during 
which  period  the  atmospheric  temperature  may  not  fall  below  80°.  In  other  words, 
there  is  not  a  marked  cooling  of  the  atmosphere  with  sundown,  and,  hence,  the  pave- 
ments do  not  cool  to  the  same  extent  for  their  entire  depth,  as  in  other  localities,  all  of 
which  means  the  pavement  tends  to  remain  soft  or  plastic,  due  to  the  softening  or 
change  in  consistency  of  the  bituminous  cement. 

The  temperatures  recorded  in  Table  VII  were  obtained  by  drilling  holes  into  the 
pavement,  inserting  thermometers  to  the  depths  indicated,  and  packing  the  spaces 
about  the  thermometers  with  a  mixture  of  sand  and  a  heavy  flux  oil. 


Table  VII.- 


-Temperatures  at  Different  Depths  in  a  Bitulithic  Pavement 
on  Sept.  12,  1912 


Time 

Air:°F 

1  In:  °F 

H  In: °F 

2  In:  °F 

2f  In:  °F 

9.30  A.M 

90.0 

93.0 

95.4 

99.0 

102.0 

104.3 

104.0 

103.0 

104.0 

104.0 

103.0 

100.0 

98.5 

96.0 

93.0 

94.0 

97.6 
101.6 
104.0 
109.0 
111.2 
113.0 
113.8 
114.5 
114.0 
113.2 
109.2 
106.0 
108.5 
101.0 

91.5 

94.2 

97.5 

99.2 

104.5 

106.8 

108.6 

110.0 

111.0 

111.0 

110.6 

107.6 

105.0 

102.8 

100.8 

90.0 

91.8 

94.8 

96.0 

100.5 

108.0 

105.0 

107.0 

108.0 

109.0 

109.0 

107.5 

105.5 

104.0 

102.8 

88.0 

10.00  A.M 

89.5 

10.30  A.M 

91.8 

11.00  A.M 

93.5 

11.80  A.M 

97.5 

12.00  N 

100.2 

12^0  P.M 

102.2 

1.00  P.M 

104.2 

1.30  P.M 

106.0 

2.00  P.M 

107.0 

2,80  P.M .    

107.3 

3.00  P.M 

106.5 

8^10  P.M 

105.0 

4.00  P.M 

103.6 

4.45  p .M 

102.0 

Conclusion.  Hempelman  concludes  that  with  the  difference  in  temperature  for 
the  different  depths,  as  indicated,  it  would  seem  that  the  change  in  consistency  of 
the  asphaltic  cement  for  these  different  depths  might  easily  permit  the  shifting  of  the 
wearing  surface  material  where  the  bituminous  cement  used  was  of  a  susceptible 
nature,  that  is,  a  material  which  changes  decidedly  in  consistency  for  slight  changes  in 
temperature. 

Censes  of  Failure  of  Bituminous  Gravel  Concrete  Pavements  by  Howard  (39). 
The  practical  objection  to  the  use  of  gravel,  as  found  in  a  bank  or  pit,  is  the  lack  of 
uniformity  as  stored  by  nature.  Where  poorly  graded  sizes  have  been  used,  voids  or 
pockets  are  formed;  even  tho  some  sand,  etc,  is  mixed  with  the  gravel.  Rain  and  the 
elements  of  weather,  the  worst  enemies  of  roads,  cause  water  to  enter  these  voids  and 
disintegrate  the  roads,  aided  by  freezing  and  expanding.    The  weather,  and  especially 
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contraction  in  cold  weather,  causes  many  minute  cracks;  and  traffic  disengage*  the 
gravel  and  ravels  the  road  surface.  Other  failures  occur  when  too  large  sizes  of  mafgl 
are  used,  where  stones  are  of  greater  or  almost  as  great  diameter  as  the  thickness  of  the 
wearing  surface.  If  water-soluble  cementitious  clay  is  present  on  the  gravel,  then  it 
remains  as  a  film  or  layer,  coating  each  particle  of  gravel,  and  thus  prevents  the  bitumi- 
nous cement  from  coming  in  contact  with  and  adhering  to  the  gravel.  If  the  surface  of 
a  gravel  is  too  smooth  and  polished,  bituminous  cements  sometimes  fail  to  adhere. 

"The  bituminous  gravel  concrete  roads  or  pavements  which  have  succeeded  in  a  few 
parts  of  the  United  States  are  those  containing  very  hard  and  durable  gravel,  having 
surfaces  to  which  bitumen  can  adhere,  and  of  such  expressly  graded  sizes  that  such 
gravel  can  be  combined  with  some  sand  and  suitable  finer  filler  to  make  a  dense  mineral 
mass  with  a  low  percent  of  voids." 

28.    Methods  of  Maintenance 

Repairs  to  Seal  Coats.  Due  to  ordinary  wear  under  traffic,  the  seal 
coat  of  a  bituminous  concrete  pavement  usually  requires  repairing  in- 
dependent of  repairs  to  the  bituminous  concrete  of  the  wearing  course. 
Wear  of  seal  coats  is  generally  characterised  by  the  development  of  small 
areas  of  surface  devoid  of  a  thin  coat  of  bituminous  cement.  Similar  bare 
spots  will  be  found  early  in  the  life  of  some  pavements  due  U?  lack  of  uni- 
formity in  the  distribution  of  the  bituminous  cement  for  the  seal  coat 
during  the  construction  of  the  pavement.  Such  areas  may  be  satisfactorily 
repaired  by  the  following  method:  Thoroly  clean  the  exposed  surface  of 
the  wearing  course  of  bituminous  concrete,  when  dry,  by  first  brushing 
with  stiff  brooms  and  then  removing  the  fine  dust  by  brushing  with  fine 
fiber  brooms,  such  as  those  made  from  bass  wood;  apply  with  a  broom  or 
brush  the  hot  bituminous  cement,  using  from  H  to  H  gal  per  sq  yd,  depen- 
dent upon  the  porosity  of  the  bituminous  concrete  surface  and  the  kind  of 
bituminous  cement  used;  for  close  mosaic  surfaces,  cover  the  bituminous 
cement  with  a  thin  dressing  of  Portland  cement,  and  for  porous  surfaces 
use  a  covering  of  grit,  preferably  stone  chips  free  from  dust. 

Long  narrow  strips  of  exposed  surface  may  be  repaired  by  using  a  conical 
pouring  can,  such  as  is  used  for  filling  joints  of  block  pavements  with 
bituminous  cement.  By  brushing  or  squeegeeing  the  stream  of  bituminous 
cement  thus  distributed,  a  satisfactory  coating  of  bituminous  cement  may 
be  secured.  For  large  areas  requiring  renewal  of  the  seal  coat,  pouring 
pots  or  hand-drawn  distributors  from  which  the  bituminous  cement  flows 
in  the  form  of  a  sheet,  or  hand-drawn  pressure  distributors  may  be  efficiently 
used.  Wide  squeegees  or  brushes  should  be  used  immediately  following  the 
application  of  the  bituminous  cement  to  insure  uniform  distribution.  For 
large  areas  it  is  usually  better  to  use  stone  chips  rather  than  Portland 
cement  for  a  dressing. 

The  bituminous  cement  used  should  be  of  the  same  general  type  as 
employed  in  construction.  If  tar  cement  was  employed,  a  tar,  which  may 
be  applied  hot  or  cold,  may  be  used  with  good  results.  If  asphalt  cement 
was  used  for  the  original  seal  coat,  a  cut-back  asphalt  or  an  asphalt  cement 
may  be  used.  The  penetration  of  the  asphalt  cement  under  a  load  of  100  g 
for  5  sec  at  25°  C  (77°  F)  should  be  between  90  and  120  for  oil  asphalts 
and  as  high  as  140  to  170  for  cements  similar  to  Bermudea  asphalt  cement 
It  will  not  be  difficult  to  secure  a  satisfactory  bond  between  an  asphalt 
cement  and  the  surface  of  the  wearing  course  provided  the  surface  is  dry 
and  the  work  is  done  when  the  air  temperature  is  not  less  than  about  20°  C 
(68°F). 

~-"iewal  of  Seal  Coats.    The  details  of  the  methods  outlined  for  repair- 
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ing  seal  coats  apply  with  equal  force  to  the  renewal  of  seal  coats.  On  sec- 
tions over  2000  ft  in  length,  a  different  plant  equipment  should  be  used. 
Altho  by  using  pouring  cans  and  hand-drawn  distributors  satisfactory  re- 
sults may  be  secured,  it  usually  will  be  more  economical  to  use  large  pressure 
distributors,  horse-sweepers  for  the  first  brushing  and,  in  some  cases,  horse- 
drawn  ct  motor  mechanical  stone  chip  or  sand  spreaders. 

Patching  Wearing  Course  by  the  Layer  Method.  The  repairs  of  small 
areas  of  the  wearing  course,  varying  in  character  from  depressions  of  ^  in 
in  depth  to  patches  having  depths  equal  to  the  thickness  of  the  bituminous 
concrete,  have  been  made  by  the  layer  method,  especially  in  the  case  of 
Class  A  pavements.  This  method  consists  of  coating  the  cleaned  depression 
with  bituminous  cement,  adding  a  layer  of  road  metal  and  repeating  the 
operation  until  the  depression  is  filled.  Altho  satisfactory  results  have 
been  obtained  under  expert  supervision  and  other  favorable  conditions, 
usually  there  results  an  unstable  patch  which  has  been  rapidly  displaced 
if  the  pavement  is  subjected  to  heavy  traffic,  especially  one  including 
horse-drawn  or  motor  trucks. 

Patching  Wearing  Course  with  Cold  Mixtures.  Satisfactory  results  have 
been  obtained  by  patching  bituminous  concrete  pavements  using  mixtures 
of  unheated  road  metal  and  either  an  unheated  cut-back  asphalt  or  a  tar 
cement  Due  to  the  crude  manner  of  mixing  employed,  this  method  has 
been  most  satisfactorily  used  with  bituminous  concrete  of  Class  A.  The 
details  of  mixing  and  laying  and  the  kind  of  material  used  in  this  method 
of  patching  are  well  covered  by  the  following  specifications  of  the  Ohio 
State  Highway  Dept. 

Method  of  Patching.  "The  depression  or  area  to  be  patched  shall  be  thoroly  cleaned 
of  all  loose,  matted  dirt  or  foreign  material,  and  swept  clean  of  all  dust.  When  clean 
and  dry,  the  depression  shall  be  painted  with  the  same  kind  of  bituminous  material 
as  ia  used  in  preparing  the  bituminous  concrete.  When  the  depression  is  deeper  than 
3  in,  it  shall  be  first  filled  to  within  2  in  of  the  road  surface  with  No.  2  stone  (see  Sect. 
15,  Art.  11),  which  shall  be  thoroly  tamped  in  place.  The  depression  shall  then  be 
filled  with  bituminous  concrete  prepared  as  described  below,  in  sufficient  quantity  to 
fill  the  depression  to  the  level  of  the  surface  of  the  surrounding  pavement  after  the 
bituminous  concrete  is  thoroly  compacted.  The  patch  shall  be  covered  with  sufficient 
No.  6  grit  (see  Sect.  15,  Art.  11)  to  prevent  the  bituminous  material  from  sticking 
to  the  wheels  of  the  roller,  and  then  thoroly  compacted  by  rolling.  The  surface  shall 
be  covered  with  No.  6  grit,  or  dean,  coarse  sand,  to  protect  the  patch  while  setting  up. 

"  The  Bituminous  Concrete  shall  be  prepared  by  one  of  the  two  following  methods, 
using  the  same  kind  of  aggregate  as  was  used  in  the  original  construction  of  the  road; 
also  bituminous  material  same  as  original  construction,  that  is,  either  tar  or  asphalt. 

1.  When  an  asphalt-bound  road  is  to  be  patched,  the  bituminous  concrete  shall 
consist  of  a  mixture  of  bituminous  material  A.C.B.  and  No.  4  size  stone  or  slag  (see 
Sect.  15,  Art.  11)  in  the  proportion  of  \\i  gal  of  A.C.B.  to  1  cu  ft  of  aggregate.  The 
aggregates  shall  be  thoroly  and  uniformly  mixed  on  a  tight  platform  by  hand  methods 
or  in  a  concrete  mixer,  until  each  particle  of  stone  is  completely  coated  with  the  bitu- 
minous material.  After  mixing,  the  bituminous  concrete  shall  be  stored,  where  it 
will  be  free  from  dust  or  dirt  for  24  hr,  or  until  the  bituminous  material  stiffens  suffi- 
ciently to  bind  when  the  patch  is  made.  When  required  by  the  commissioner,  a  small 
amount  of  clean,  coarse  sand  shall  be  added  to  the  aggregate. 

2.  When  a  tar-bound  road  is  to  be  patched,  the  bituminous  concrete  shall  consist 
of  a  mixture  of  bituminous  material  T.C.B.  and  No.  4  size  stone  or  slag  in  the  pro- 
portion of  */i  to  1  gal  of  T.C.B.  to  1  cu  ft  of  stone.  The  aggregate  shall  be  thoroly 
and  uniformly  mixed  on  a  tight  platform  by  hand  methods  or  in  a  concrete  mixer, 
untfl  each  particle  of  stone  is  completely  coated  with  the  bituminous  material.  After 
mixing,  the  bituminous  concrete  shall  be  stored,  where  it  will  be  free  from  dust  or 
dirt,  for  several  days  until  the  bituminous  mixture  stiffens  sufficiently  to  bind  when 
the  patch  is  made. 
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"In  either  of  the  above  methods  the  stone  shall  be  dry  when  mixed  with  the  bitu- 
minous material  and  neither  stone  or  bituminous  material  shall  have  a  temperature 
of  less  than  10°  C  (60°  F)  when  mixed  together. 

"Asphalt  Cut-Back.  The  material  shall  be  a  cut-back  asphalt  prepared  in  a  still 
by  compounding  35%  of  a  distillate  meeting  the  following  specifications  for  distillate 
and  65%  or  an  asphalt  meeting  the  requirements  as  specified  for  Bituminous  Material 
A-2,  Sec  6.2. 

"The  distillate  shall  have  a  specific  gravity  of  not  less  than  0.786  nor  greater  than 
0.765  at  25°  C  (77°  F)  and  shall  have  an  end  point  of  distillation  of  170°  C  (838°  F). 

"The  cut-back  asphalt  shall  conform  to  the  following  tests: 

1.  It  shall  be  homogeneous  in  character. 

2.  It  shall  have  a  specific  gravity  of  not  less  than  0.90  at  25°  C  (77°  F). 

8.  When  20  g  of  the  material  are  heated  for  5  hr  in  a  cylindrical  tin  dish  approxi- 
mately 2}4  in  in  diameter  by  %  in  high  at  a  temperature  of  163°  C  (825°  F)  the  loai 
in  weight  shall  be  between  35%  and  40%.  The  penetration,  5  sec,  25°  C  (77°  F), 
No.  2  needle,  100  g  weight,  of  the  residue  shall  be  not  less  than  8.5  mm  nor  more 
than  6.0  mm. 

4.  The  specific  viscosity  as  determined  on  the  first  60  cu  cm  by  means  of  an  Engter 
viscosimeter  at  26°  C  (77°  F)  shall  be  not  less  than  25  nor  more  than  35. 

5.  When  distilled  in  an  Engler  distilling  flask  to  170°  C  (838°  F)  the  material  shall 
yield  a  distillate  having  a  gravity  of  not  less  than  0.736  nor  greater  than  0.765  at  25°  C 
(77°  F). 

6.  The  residue  from  the  above  distillation  shall  have  a  ductility,  Dow  mold,  of 
not  less  than  30  cm. 

"  Tar  for  Cold  Application.  Bituminous  material  T.C.B.  shall  meet  the  following 
requirements: 

1.  It  shall  have  a  specific  gravity  of  not  less  than  1.15  nor  more  than  1.20  at  25°  C 
(77°  F). 

2.  On  extraction  with  carbon  disulphide  it  shall  contain  not  more  than  15%  nor 
less  than  8%  free  carbon. 

8.  Upon  ignition  it  shall  show  not  over  0.5%  inorganic  residue. 

4.  When  240  cu  cm  of  the  tar  are  heated  in  an  Engler  viscosimeter  to  50°  G  (122°  F) 
and  maintained  at  this  temperature  for  at  least  3  min,  the  first  50  cu  cm  which  flow 
thru  the  aperture  shall  show  a  specific  viscosity  of  not  less  than  8  nor  more  than  15. 

6.  When  distilled  by  the  method  proposed  by  the  Am.  Soc  Test.  Mat.  not  lest 
than  15%  shall  distill  below  235°  C  (455°  F);  not  more  than  35%  shall  distill  below 
800°  C  (572°  F).  The  residue  from  the  foregoing  distillation  shall  have  a  melting 
point  not  greater  than  75°  C  (167°  F)  by  the  cube  method. 

6.  The  tar  shall  be  free  from  water. 

7.  All  bituminous  material  used  in  a  given  construction  shall  be  uniform  in  char- 
acter, appearance  and  viscosity/' 

Plant  Operation  in  Ohio,  by  Hinkle  (37).  "A  very  convenient  way  to  handle 
work  of  this  kind  is  to  do  all  the  mixing  and  storing  of  materials  at  one  point,  near 
the  middle  of  the  section  of  road  to  be  repaired,  and  then  use  a  wagon  whose  box  is 
divided  into  compartments  to  hold  a  barrel  of  tar  or  asphalt  for  painting  the  surface, 
the  bituminous  concrete,  sand  for  cover,  etc,  and  have  the  wagon  follow  along  as  the 
work  progresses.  A  central  station,  where  the  bituminous  concrete  may  be  mixed 
by  machine,  may  be  provided  and  all  the  bituminous  concrete  required  for  a  district 
mixed  in  one  place.  The  bituminous  concrete  can  be  hauled  in  trucks  from  the  central 
plant  and  delivered  to  the  repair  crews  working  at  various  places  on  the  road.  While 
such  a  stationary  plant  is  very  practical  under  some  conditions,  it  would  not  be  prac- 
tical where  but  a  small  amount  of  the  mixture  is  wanted  as  here  the  mixing  would 
likely  be  done  by  hand  to  better  advantage  on  the  road.  Also  where  a  large  amount 
of  the  concrete  is  wanted  on  one  road,  the  plant  should  be  located  on  the  road  or  at 
the  delivery  station  of  the  materials  for  that  road." 

Penn.  State  Highway  Dept.  Practice  by  Biles  (18),  giving  reasons  for,  and  methods 
of,  repairing. 

"Cracking  op  the  Surface  is  one  of  the  greatest  as  well  as  one  of  the  earliest 

*)"**cte  that  may  develop  in  bituminous  pavements.    This  may  be  due  to  one  cause 

^nnbination  of  several  causes.     Frequent  cases  are  noted  in  bituminous  wearing 

which,  altho  apparently  satisfactory  mixtures  in  all  other  respects,  contract 
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as the  base  contracts  and  crack  open  at  exactly  the  same  point  as  the  foundation. 
Again,  cases  are  noticed  of  otherwise  satisfactory  pavements  which  crack  because 
of  their  failure  to  receive  the  amount  of  traffic  necessary  to  give  the  pavement  its 
full  compression  or  to  iron  out  and  close  up  the  surface  after  low  temperatures  have 
made  it  tend  to  open  up  by  stretching  the  bituminous  binder.  A  condition  of  the 
sort  last  described,  however,  may  have  been  hastened  considerably  or  even  caused 
directly  by  what  might  be  called  improper  design  of  the  pavement  in  the  first  place. 
The  bituminous  surface  mixtures  expected  to  receive  heavy  traffic  should  be  tough 
and  fairly  hard  in  order  to  resist  displacement.  Those  designed  for  ttght  traffic  should 
be  softer  and  more  yielding,  and  this  is  accomplished  by  using  a  softer  bitumen,  that 
is,  one  of  a  higher  penetration.  Failure  to  do  so  means  that  as  the  pieces  of  mineral 
aggregate  contract  or  shrink  in  volume  during  cold  weather,  they  exert  a  spreading 
force  in  the  surrounding  bitumen,  which  it  cannot  withstand  because  of  its  lack  of  light 
fluxing  oils  and  corresponding  ductility  or  ability  to  stretch;  in  other  words,  pavements 
containing  hard  or  non-ductile  bituminous  material  will  have  a  greater  tendency  to 
crack  in  cold  weather.  Similar  results  and  even  general  disintegration  of  the  wearing 
surface  may  have  been  produced  by  too  little  bitumen  in  the  mixture,  since  this  is 
largely  a  measure  of  the  life  and  elasticity  of  the  pavement,  and  similarly,  overheated 
mixtures  suffer  a  hardening  and  reduction  of  bonding  power  of  the  bitumen,  with 
consequent  tendency  to  crack  and  wear.  Aside  from  faulty  drainage,  poorly  propor- 
tioned mixtures  and  unsuitable  ingredients  contribute  largely  to  the  failures  in  this 
type  of  pavement.  A  cracked  bituminous  surface,  unless  the  cracks  are  caused  by  some 
serious  form  of  disintegration  in  the  pavement,  can  be  repaired  by  cleaning  the  cracks 
out  thoroly  and  pouring  them  full  of  either  a  hot  or  cold  bituminous  material  of  the 
proper  grade,  and  thereafter  tamping  or  wedging  stone  chips  into  the  crack,  thoroly 
sealing  it.  If  the  crack  is  wide  enough  and  the  edges  have  crumbled  or  broken  off, 
they  should  be  cut  down  evenly  and  the  opening  filled  and  tamped  with  a  mixture  of  the 
bituminous  cement  and  stone  chips  in  a  proportion  of  1  part  bituminous  cement  to  9 
parts  chips,  in  sufficient  quantity  to  insure  complete  closure. 

"Pot-Holeb  and  DEPRESSIONS  can  be  repaired  by  cutting  out  the  affected  areas 
down  to  the  foundation  and  replacing  with  new  mixture.  The  character  of  the  bitumi- 
nous material  to  use  depends  entirely  upon  the  conditions  in  each  case.  Unless  the 
repair  work  is  extensive,  it  is  not  deemed  advisable  to  use  hot  bituminous  compounds 
in  this  work,  not  only  from  the  standpoint  of  economy,  but  from  a  point  of  convenience 
as  well.  Small  repairs  in  the  proper  season  can  be  handled  economically  and  efficiently 
with  cold  bituminous  cement,  and  if  the  proper  mixture  is  used  in  the  regular  working 
season  excellent  results  can  be  obtained.  It  is  conceded  that  hot  bituminous  repairs  are 
not  generally  satisfactory  when  made  at  low  temperatures,  but  in  some  places  the 
avoidance  of  this  practice  has  been  carried  almost  to  a  fault.  As  an  example,  in  some 
of  the  larger  municipalities  where  defects  have  developed  in  the  surface  during  the 
winter  months,  the  affected  portions  have  been  removed  and  repaired  with  brick  or 
stone  block.  This  method  is  not  only  objectionable  on  account  of  the  annoyance  to 
traffic  but,  when  the  regular  season  for  repairs  arrives,  it  is  usually  found  that  addi- 
tional work  is  required,  occasioned  thru  the  inequality  of  the  surface.  It  has  been 
stated  by  some  of  the  advocates  of  this  method  that  it  is  an  assurance  that  the  affected 
portions  will  not  be  overlooked  when  the  repair  work  is  taken  up  in  the  spring.  It 
has  been  demonstrated,  however,  that  where  conditions  are  so  acute  that  this  method 
la  warranted,  there  is  justification  for  making  special  arrangement  for  preparing  and 
placing  a  suitable  bituminous  mixture  which  will  be  more  satisfactory  in  the  interim 
and,  tho  probably  not  a  complete  success,  will  offer  as  good,  if  not  better,  opportunities 
to  correct  later  than  the  first  method  which  seems  only  to  be  justified  when  repairing 
eats  made  in  the  pavements  by  public  service  corporations  in  the  winter  season. 

Dbterioration  op  Pavbment  EDGES.  "The  wearing  and  deterioration  along  the 
edges  of  bituminous  pavements  where  there  is  no  header,  is  responsible  for  one  of  the 
moat  troublesome  and  expensive  forms  of  repairs  to  roads  of  this  type.  The  traffic 
continually  irons  out  the  surface  along  the  edges  and  this  spreading  or  flattening  out 
produces  a  feather  edge  along  the  side.  The  moisture  and  foreign  material  tracked 
on  from  the  shoulder  soon  attack  the  bituminous  material  and  result  in  the  crumbling 
or  breaking  away  of  the  surface  which  occasions  extensive  repairs.  This  condition  is 
more  pronounced  when  the  material  in  the  shoulders  is  of  a  non-porous  nature  • 
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poorly  drained.  In  the  repairs  to  the  edges  of  a  bituminous  pavement  not  *»»>«»»+«i  by 
headers,  the  first  and  most  essential  thing  to  do  is  to  correct  the  cause,  if  possible.  If 
the  drainage  of  the  shoulders  or  base  is  faulty,  this  should  be  taken  into  consideration 
first  and  ample  provision  made  therefor.  On  shouldera  which  are  composed  of  non- 
porous  material,  it  is  advisable  to  cut  scuppers  or  small  surface  ditches  at  intervals  of 
approximately  20  ft  along  the  road  and,  in  addition  to  this,  the  material  immediately 
along  the  edge  of  the  pavement  should  be  replacefl  for  a  depth  of  a  few  inches  with 
broken  stone  or  gravel  tamped  into  place  to  produce  a  more  stable  buttress  for  the  new 
bituminous  material  The  patches  should  be  made  by  removing  the  affected  area  and 
replacing  with  new  mixture.  Successful  repairs  should  neither  be  above  nor  below 
the  surrounding  surface  when  finally  compacted. 

Plant  Equipment.  "In  municipalities  where  there  is  enough  yardage  to  warrant  a 
central  mixing  plant,  this  is  the  most  satisfactory  method  of  h»»Min«g  bituminous 
repairs.  With  every  facility  at  hand  to  compound  the  mixture  properly,  more  uni- 
formity is  assured  and  much  of  the  personal  equation  resulting  from  separate  organiza- 
tions is  eliminated.  There  are  localities  where  possibly  small  portable  mixing  plants 
would  meet  the  requirements  and  give  satisfactory  results.  However,  under  ordinary 
conditions,  the  problem  is  generally  a  small  town  with  probably  several  short  eUeeU 
or  some  other  unit,  such  as**  county  or  state,  with  continuous  stretches  of  miles  of 
lnterurban  bituminous  pavements  or  highways.  In  either  case,  it  means  one  outfit 
or  a  number  of  outfits  performing  the  repair  work,  which  conditions  give  strength  to 
the  demand  for  simple  and  efficient  methods.  With  trained  men,  good  hot  bituminous 
mixtures  have  been  prepared  by  hand,  but  considering  the  chances  taken  in  over- 
heating the  material,  the  careless  proportioning  and  mixing,  and  the  extra  «»p— *g*  fa 
connection  with  the  handling  of  the  equipment,  etc,  this  method  is  not  justified.  The 
cold  bituminous  mixture  with  the  proper  material  is  the  most  economical  and  fool- 
proof method  for  ordinary  repairs.  The  material  can  be  mixed  on  a  regular  w»wfr»ft> 
board,  stock  prepared  for  future  use,  if  need  be,  and  stored  at  convenient  intervals 
along  the  road  and,  aside  from  the  small  tools,  such  as  shovels,  rakes  and  tampers,  no 
other  equipment  is  absolutely  necessary.  Repairs  have  been  made  with  cold  bitu- 
minous mixtures  on  extremely  heavily  traveled  roads  that  are  in  excellent  condition 
after  four  seasons  of  wear." 

U.  S.  O.  P.  R.  1918  Specifications  for  Tar  for  Cold  Patching,  and  Recom- 
mendations for  Use. 

"General.    The  tar  shall  be  homogeneous.- 

"  Physical  and  Chemical  Properties.    It  shall  meet  the  following  requlrementa: 

1.  Specific  gravity  25°/25°  C  (77°/77°  F),  1.100  to  1.200; 

2.  Specific  viscosity  at  40°  C  (104°  F),  40  to  70; 
8.  Total  distillate  by  weight: 

To  170°  C  (338°  F),  not  less  than    2.0%; 
To  270°  C  (518°  F),  15  to  25%; 
To  300°  C  (672°  F),  not  more  than  80.0%; 
4.  Total  bitumen,  soluble  in  carbon  disulphide,  not  less  than  80%. 
"Methods  of  Testing.    Tests  of  the  physical  and  chemical  properties  of  the  tar 
shall  be  made  in  accordance  with  the  following  methods: 

1.  Specific  gravity:  Bui.  U.  S.  Dept.  Agr.,  314,  p.  4. 

2.  Specific  viscosity,  on  first  50  cu  cm:  Bui.  U.  S.  Dept.  Agr.,  814,  p.  7. 

3.  Distillation  test:  Bui.  A.  S.  T.  M.  Standard  Test  D  20-16. 

4.  Total  bitumen:  Bui.  U.  S.  Dept.  Agr.,  814,  p.  25. 

"Notes:  This  specification  provides  for  a  material  to  be  used  in  the  repair  of 
surface  breaks,  holes  and  depressions  in  bituminous  bound  and  surface  treated  roads. 
It  is  intended  to  cover  preparations  consisting  of  gas-house,  coke-oven  or  water-gas 
tars  or  pitches  which  have  been  rendered  sufficiently  fluid  by  the  addition  of  distillates 
to  enable  them  to  be  handled  without  heating. 

"Methods  op  Patching.    For  surface  breaks  and  shallow  depressions  or  those 

which  in  general  do  not  exceed  H  in  in  depth,  a  patch  may  be  made  by  painting  the 

bottom  of  the  depression  with  the  tar,  and  scattering  over  it  a  sufficient  amount  of 

■fnfiA  chips  to  fill  the  depression.    In  repairing  deeper  depressions  and  holes,  the  old 

M  should  be  removed  to  yield  a  clean  bottom.    The  sides  of  the  hole  should  be  eat 

nately  vertical.    A  mixture  of  graded  broken  stone  with  just  a  sufficient  amount 


Art.  23  Methods  of  Maintenance  931 

of  tar  to  thoroly  coat  each  particle  should  be  prepared,  and  firmly  tamped  into  the 
hole  to  form  a  neat  patch  in  the  surface.  A  thin  layer  of  sand  or  screenings  over  the 
patch  will  prevent  it  from  picking  up  under  traffic" 

Patching  and  Reconstructing  Wearing  Course  with  Hot  Mixtures.  The 
most  efficient  method  of  repairing  bituminous  concrete  wearing  courses 
is  to  use  the  same  kind  of  mineral  aggregate  and  the  same  kind  of  bitu- 
minous cement  that  was  employed  in  the  construction  of  the  pavement. 
Usually,  fulfilment  of  the  above  requirements  necessitates  the  heating  of 
the  mineral  aggregate  as  well  as  the  bituminous  cement.  By  this  method 
of  repairing,  maximum  homogeneity  of  the  wearing  course  is  obtained  and 
sufficient  stability  is  secured  to  prevent  the  newly  laid  bituminous  concrete 
from  being  displaced  by  traffic.  The  efficiency  of  this  system  depends 
upon  the  kind  of  plant  equipment  and  repair  organization,  and  the  location 
and  character  of  the  bituminous  concrete  pavements  in  a  given  system. 

The  Patrol  System  of  maintenance  generally  is  not  applicable  to  this 
method  of  repairing  due  to  the  plant  equipment  required  to  manufacture 
suitable  bituminous  concrete. 

Tfrx  Mobile  Gang  System  has  worked  out  satisfactorily  by  using  either 
a  stationary  or  portable  plant.  Under  such  conditions  as  exist  in  munici- 
palities or  in  highway  systems  outside  of  urban  districts  such  as  the  Ashokan 
Reservoir  Division  of  the  Board  of  the  Water  Supply  of  New  York  City, 
where  32  miles  of  one  type  of  bituminous  concrete  has  been  constructed, 
the  utilization  of  a  stationary  mixing  plant  and  motor  trucks  for  the  trans- 
portation of  the  hot  mix  is  justifiable  on  economic  grounds.  When,  how- 
ever, the  bituminous  concrete  pavements  are  widely  scattered  thruout  a 
county  or  state  system  of  highways,  the  portable  plant  will  prove  economical. 

The  following  plant  equipment  would  prove  satisfactory  for  the  main- 
tenance of  50  miles  of  bituminous  macadam  and  bituminous  concrete  pave- 
ments well  distributed  over  an  area  of,  say,  2000  sq  miles.  The  equipment 
should  include  a  motor  truck  and  a  trailer.  The  truck  would  be  used  for 
transportation  of  broken  stone,  sand,  cement,  fuel,  bituminous  materials 
and  small  tools  and  accessories.  A  trailer  should  be  permanently  equipped 
with  a  small  mixer,  drier,  and  melting  kettles.  In  many  cases  the  following 
accessories  could  be  used  efficiently:  A  hand-drawn  gravity  distributor, 
pouring  cans  which  distribute  the  material  in  the  form  of  a  sheet,  conical 
pouring  cans  such  as  are  used  for  the  application  of  bituminous  fillers, 
coarse  fiber  and  bass  fiber  brooms,  a  heavy  hand-drawn  roller,  tampers, 
smoothing  irons,  squeegees,  a  large  hand  power  bellows,  a  small  surface 
beater,  and  other  small  tools,  such  as  shovels  and  picks.  If  large  areas 
are  to  be  repaired,  a  horse-drawn  sweeper,  a  small  pressure  distributor, 
and  a  tandem  roller  should  be  included  in  the  equipment. 

English  Patching  Methods  with  Plant  Mixed  Bituminous  Concrete  by  Hooley  (38b). 
"Observation  must  be  made  after  rain  where  holes  or  depressions  appear  and  water 
stands.  Each  lengthman  must  ascertain  to  what  extent  water  stands,  and  must  then, 
by  scratching  with  a  strong  nail  around  the  edge  of  the  water  puddle,  mark  how  much 
excavation  will  be  necessary  to  raise  the  depression  up  to  the  adjoining;  surface.  This 
mark  must,  directly  the  road  is  again  dry,  be  marked  deeper  by  a  pick  if  the  work  of 
patching  cannot  be  at  once  undertaken.  When  the  work  of  patching  is  commenced, 
each  lmgthman  must  have  a  sufficient  quantity  of  lJ4-in  and  %-\n  tarred  material  at 
hand  to  deal  with  the  patch,  and  on  no  account  must  one  patch  be  commenced  before 
the  other  is  finished  and  the  road  levelled.  He  must  be  provided  with  two  sharp 
picks,  a  coarse  and  a  fine  brush,  an  8-lb  rammer,  and  a  straight-edge. 

"The  top  layer  of  material  within  the  marked  area  must  be  thoroly  excavated  to  a 
depth  of  slightly  more  than  \\i  in,  or  a  little  deeper  than  the  depression;  the  bottom 
must  be  left  as  rough  by  picking  as  possible.    Every  trace  of  loose  or  wet  material  mi 
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be  swept  out  with  the  coame  and  fine  brashes,  so  that  a  rough,  clean  base  is  presented 
with  the  edges  shaped  to  a  sharp  arris  to  the  remaining  road  surface,  and,  if  possible, 
slightly  deeper  on  the  outside  edge  than  the  center  of  the  patch.  The  arris  edge  must 
then  be  treated  with  a  layer  of  %-in  and  the  center  with  l>£-in  tarred  material,  every 
piece  of  the  material  being  made  to  touch.  Any  overplus  of  $*-in  must  be  swept 
towards  the  center  and  every  crevice  filled  with  ?g-in.  The  whole  must  then  be  well 
and  regularly  rammed  until  perfectly  level.  This  level  will  at  once  be  found  by  the 
application  of  the  straight-edge.  On  no  account  must  any  feather-edge  be  left.  The 
patch  must  be  in  the  hole,  and  on  no  account  be  made  to  overlap,  for  if  overlapping 
takes  place,  the  edges  will  at  once  break  away  and  fret." 

Maintenance  of  Asphalt  Block  Pavements  by  Morrison  (48). 

"There  are  three  principal  things  to  be  guarded  against  in  the  maintenance  end 
repair  of  asphalt  block  pavements:  (1)  Allowing  small  defects  to  go  unrepaired  until 
they  grow  into  actual  holes  In  the  wearing  surface;  (2)  making  an  incomplete,  and 
therefore  ineffectual,  repair  by  simply  plugging  the  hole  and  failing  to  make  a  repair 
of  sufficient  area  to  restore  the  surface  of  the  pavement  to  its  original  grade  and  contour; 
(3)  neglecting  or  failing  to  utilize  the  old  blocks  in  a  proper  and  effective  manner. 

"Blocks  that  are  ten  or  more  years  old  are  generally  hard  and  dry,  the  reason  for 
which  will  be  described  later,  and  in  taking  up  and  relaying  them  the  edges  and  corners 
are  liable  to  be  damaged.  If  the  joints  are  simply  filled  with  sand,  the  edges  crumble 
under  traffic,  producing  a  rough  and  unsightly  surface.  The  only  proper  method  of 
treating  the  joints  is  by  the  use  of  an  asphaltic  filler.  Where  the  joints  are  larger  or 
the  edges  and  corners  badly  chipped,  they  should  be  filled  with  dry  trap  rock  grits  before 
pouring  the  asphaltic  filler. 

"The  joints  should  be  made  water-tight.  The  asphaltic  filler  is  spread  out  by  traffic 
thus  protecting  the  surface  of  the  block  as  well  as  the  joint.  The  Importance  of  treating 
the  joints  in  this  manner  cannot  be  overstated.  Such  a  repair  results  in  a  smooth 
surface,  which  under  the  action  of  traffic  renders  the  patch  indistinguishable  in  a 
short  time,  whereas  a  patch  made  with  the  same  blocks,  with  sand-filled  joints, 
erally  produces  a  rough  surface  with  a  percentage  of  bad  joints  which  are  subject  to 
deterioration  under  traffic  during  the  winter.  The  cost  of  applying  the  asphalt  filler, 
which  will  be  described  later,  is  small  and  insignificant  when  balanced  against  the 
benefits  accruing  from  it.  In  making  repairs  to  asphalt  block  pavements,  the  old 
blocks  should  be  used  to  the  utmost  extent,  and  the  new  ones  should  be  placed  in 
continuous  areas  by  themselves.  The  old  blocks  which  are  of  the  same  formula,  age 
and  wearing  quality  will  thus  be  brought  together,  and  from  the  new  blocks,  laid  by 
themselves,  will  be  derived  their  utmost  serviceability.  Practically  every  whole 
block  can  be  salvaged  and  efficiently  used.  This  is  true  even  where  the  blocks  have 
on9  surface  badly  mutilated  and  are  of  unequal  thickness,  since  the  bad  and  irregular 
surface  can  be  bedded  in  the  mortar  and  the  smooth  surface  of  the  blocks  exposed 
to  traffic 

"  The  brittle  condition  of  the  old  blocks  (due  to  the  use  of  a  very  hard  asphalt  cement, 
which  gradually  grew  harder  with  the  lapse  of  years  as  the  volatile  matter  in  the  flax 
oil  evaporated)  led  to  the  inauguration  of  a  series  of  experiments  to  determine  a  satis- 
factory and  economical  method  of  surface  treatment  which  would  soften  the  hard 
asphaltic  cement  and  prevent  the  chipping  of  the  blocks  in  winter.  The  method 
which  produces  the  desired  result  is  to  dissolve  a  heavy  bituminous  oil  in  a  volatile 
solvent  and  apply  it  to  the  surface  of  the  old  blocks  in  the  form  of  a  thin  wash  or  paint 
coat,  given  one  or  more  applications,  as  considered  necessary.  The  solvent  penetrates 
a  considerable  distance  into  the  blocks  and  then  evaporates,  leaving  a  coating  of  heavy 
stable  bitumen,  which  mixes  perfectly  with  the  old  asphalt,  softening  and  giving  it  new 
life  while  producing  a  malleable  surface  on  the  old  blocks  very  similar  to  that  produced 
by  the  formulas  now  used  in  the  manufacture  of  new  blocks.  After  the  application 
of  the  paint  coat  the  entire  surface  of  the  pavement  should  be  covered  with  a  very 
thin  layer  of  dry,  fine  trap  rock  screenings,  passing  a  J&4n  screen;  or  any  rlren 
dry  sand  will  answer  the  purpose  if  trap  rock  is  not  available.  The  fine  trap  rock. 
sand  and  dust  serve  the  double  purpose  of  preventing  the  oil  from  being  picked  up  by 
dhn  nhoes  of  pedestrians  and  tires  of  vehicles,  and,  what  is  more  important,  cause  the 
-round  by  traffic  into  the  joints  and  inequalities  of  the  surface.  Where  the 
only  slightly  broken  down  this  simple  application  is  all  that  is  needed  to 
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mtore  the  surface  of  an  old  asphalt  block  pavement  to  a  satisfactory  condition.  The 
coat  of  this  surface  treatment  when  applied  to  large  areas  ranges  from  2  to  4  cents 
per  sq  yd." 

Brooklyn,  N.  Y.v  1914  Specifications  for  Repair  of  Asphalt  Block  Pavements  (48). 

"The  work  shall  consist  of  the  removal  of  the  present  asphalt  block  pavement  and 
mortar  bed;  the  repair  of  the  present  concrete  foundation;  the  repaving  of  the  roadway 
with  asphalt  blocks  made  up  in  part  by  new  blocks  and  in  part  by  old  blocks  taken 
from  the  present  pavement;  the  treatment  of  the  surface  of  the  old  blocks  and  all 
work  incidental  thereto;  all  in  accordance  with  the  plans  and  specifications  on  file  in 
the  Bureau  of  Highways,  and  over  such  areas  as  the  engineer  may  direct. 

"The  thickness  of  the  mortar  bed  used  under  the  culled  blocks  which  are  repaved 
over  the  above  areas  shall  be  approximately  Yx  in,  but  sufficient  to  bring  the  upper 
surface  of  the  relaid  blocks  to  an  even  grade  with  the  adjacent  pavement  surface. 

"The  asphalt  blocks  forming  the  present  pavement,  as  taken  from  the  street,  shall 
be  carefully  culled  and  blocks  which  show  a  depth  of  1H  in  or  over  and  are  otherwise 
suitable  shall  be  piled  separately  and  used  for  repaving.  The  old  asphalt  blocks 
which  can  be  used  again  shall  be  used  to  repave  such  areas  as  the  engineer  may  direct. 
In  addition,  the  contractor  shall  furnish  and  lay,  as  directed  by  the  engineer,  new 
asphalt  blocks,  which  shall  conform  in  all  particulars  with  the  current  asphalt  block 
specifications  of  the  Bureau  of  Highways,  Borough  of  Brooklyn,  which,  bo  far  as  they 
>PPly»  ***  made  a  part  of  this  specification. 

"The  surface  of  the  present  pavement  which  has  not  been  disturbed,  and  those 
areas  which  have  been  repaved  with  blocks  culled  from  the  present  pavement,  shall  be 
thoroly  broomed  over  with  steel  brooms  and  the  joints  cleaned  and  freed  from  all  dirt 
and  loose  material.  Into  the  joints  between  the  blocks  shall  be  poured  quartz  gravel, 
crushed  granite  or  trap  rock,  which  shall  be  clean,  approximately  cubical,  free  from 
all  foreign  materials  and  shall  pass  a  K-hi  mesh  sieve  and  be  retained  by  a  20-mesh 
sieve.  It  shall  be  artificially  heated  and  dried  in  proper  appliances  placed  near  the 
work  before  being  placed  in  the  joints,  if  required  by  the  engineer. 

"Immediately  following  the  application  of  the  gravel,  the  joints  shall  be  poured 
with  an  asphaltic  cement  conforming  to  the  following  requirements:  The  block  filler 
shall  be  a  blown  asphaltic  oil  product,  or  a  residual  asphalt:  (1)  It  shall  contain  not 
less  than  99%  of  bitumen  soluble  in  carbon  disulphide;  (2)  it  shall*  contain  not  less 
than  98.5%  of  total  bitumen  soluble  in  carbon  tetrachloride;  (3)  it  shall  have  a  pene- 
tration at  25°  C  (77°  F),  under  a  load  of  100  g,  for  5  sec,  of  not  less  than  55  nor  more  75; 
(4)  it  shall  have  a  penetration  at  0°  C  (32°  F),  under  a  load  of  200  g,  for  60  sec,  of  not 
less  than  25;  (5)  it  shall  have  a  penetration  at  46°  C  (115°  F)  under  a  load  of  50  g,  for 
5  sec,  of  not  more  than  200;  (6)  it  shall  have  a  ductility  at  25°  C  (77°  F)  of  not  less  than 
5  nor  more  than  25  cm. 

Notes:  "When  the  specifications  were  prepared  it  was  expected  that  the  work 
would  be  done  in  midsummer  and  that  the  treatment  of  the  joints,  as  previously 
described,  would  be  sufficient  for  their  protection,  and  that  the  summer  traffic  would 
distribute  the  asphaltic  filler  over  the  surface  of  the  blocks  sufficiently  to  protect  them 
against  any  tendency  to  pit  or  rough  up  during  the  succeeding  winter.  This  treatment 
would  undoubtedly  have  been  sufficient  if  the  work  had  been  done  in  midsummer,  but 
as  it  was  actually  done  in  the  cold  weather  of  late  November  it  was  considered  advisable 
to  add  to  the  treatment  described  in  the  specifications  a  surface  treatment  of  the  entire 
area  of  old  blocks.  This  consisted  of  a  paint  coat  composed  of  crude  oil  and  a  heavy 
asphaltic  maltha  of  about  12°  B,  mixed  half  and  half,  applied  hot  and  squeegeed  over  the 
surface,  followed  by  a  thoro  sprinkling  with  fine  trap  rock  grits  and  dust  passing  a  20- 
mesh  sieve." 

Maintenance  Record  of  Class  A  Bituminous  Concrete  Pavements  in 
Jamaica,  N.  Y.  (67b). 

This  experimental  road,  25  ft  wide,  was  built  in  Aug.  and  Sept.,  1911.  The  work 
consisted  in  resurfacing  a  2000-ft  length  of  badly  worn,  water-bound  macadam  pave- 
ment on  Hillside  Ave.  Before  the  experimental  work  was  begun  the  old  macadam 
surface  was  scarified  and  rebuilt  to  a  crown  of  %  in  per  ft  by  addition  of  material  and 
rolling.  The  aggregates  used  in  all  the  experiments  were  clean,  crushed  trap  rock, 
screened  according  to  the  following  grades:  %-vn  stone,  passing  1  >£-in  circular  opening 
and  retained  on  %-\r\  opening;  Js-in  stone  screenings,  from  which  dust  had  been  removed. 
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A  Traffic  Census  in  1911  showed  an  average  of  1493  vehicles  per  day  of  24  hr. 
26%  of  which  was  horse-drawn  wagons  and  motor  trucks.  On  Sat.,  May  18,  Sun., 
May  19,  and  Mon.y  May  20,  1912,  the  traffic  was  2995,  5199  and  1795  vehicles,  re- 
spectively; the  average  number  of  horse-drawn  wagons  and  motor  trucks  on  May  18  and 
20  being  460. 

Asphaltxc  Concrete  constructed  with  fluxed  native  asphalt  used  in  the  mix  and 
for  the  seal  coat.  Details  of  construction  were  as  follows:  Compacted  depth  2  in; 
proportions,  7.5  cu  ft  of  M-in  dried  stone  to  5.5  gal  of  A.  C.  heated  to  167°  C  (340°  F); 
surface  finished  with  seal  coat  of  A.  C.  and  K-in  stone. 

Record  of  condition  and  maintenance  on  dates  given.  May,  1912,  excellent  condi- 
tion, except  at  station  5  +  00,  a  slight  depression  due  to  wear;  repaired  by  applying 
an  oil-asphalt  seal  coat.  June,  1913,  slightly  wavy,  otherwise  in  excellent  condition. 
Jan.,  1915,  all  in  good  condition,  except  in  places  where  house  sewer  connections  vrere 
made.    Jan.,  1916,  same  as  when  last  inspected. 

Tab  Concrete  constructed  with  refined  coal  tar  used  in  the  mix.  Details  of  con- 
struction were  as  follows:  Proportions,  10  cu  ft  H-in  dried  stone  to  7  gal  tar;  for  the 
seal  coat,  coal  tar  was  used  for  the  first  150  ft,  oil-asphalt  for  the  second  150  ft. 

Record  of  condition  and  maintenance  on  dates  given.  May,  1912,  seal  coat  of  oil- 
asphalt  in  good  condition;  seal  coat  of  refined  coal  tar  entirely  worn  off;  new  seal  coat 
of  light  coal  tar  at  the  rate  of  0.28  gal  per  sq  yd  applied  from  station  8+00  to  station 
8+70  and  from  station  8+70  to  station  9+50,  seal  coat  of  tar-asphalt  preparation 
applied.  June,  1913,  slightly  wavy;  otherwise  in  excellent  condition.  Jan.,  1915, 
section  in  excellent  condition,  except  for  wavy  surface  in  places  and  for  a  few  small 
spots  where  seal  coat  was  worn  off.  Jan.,  1916,  wavy  on  sides;  center  in  good  condi- 
tion; on  south  side  surface  crumbling  where  seal  coat  has  been  worn  off. 

Excerpt  from  report  of  committee  of  supervising  engineers,  covering  Investigations 
made  in  March,  1916.  "  The  east  end,  which  carries  an  asphalt  seal  coat,  is  in  excellent 
condition.  The  surface  is  much  smoother  than  where  a  tar  coat  has  been  applied*  and 
the  seal  coat  is  still  intact.  At  the  present  time  this  portion  of  the  experiment  is 
probably  the  most  satisfactory  from  the  standpoint  of  serviceability  that  has  developed 
In  connection  with  the  entire  series  of  experiments." 
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SHEET-ASPHALT  PAVEMENTS 
GENERAL  DATA 

1.    Description  and  Historical  Development 

Description.  Sheet-asphalt  pavements  differ  broadly  from  other  types 
of  bituminous  pavements  by  having  a  wearing  surface,  the  mineral  aggre- 
gate of  which  contains  no  particles  which  would  be  retained  on  a  J-^-in  screen. 
As  usually  laid  they  consist  of  two  distinct  courses  laid  on  a  foundation  of 
old  macadam,  bituminous  concrete  or  Portland  cement-concrete. 

1.  Binder  course:   Composed  of  asphalt  cement,  broken  stone  and  usu- 

ally sand.  Sometimes  a  paint  coat  composed  of  asphalt  dissolved 
in  naphtha  is  applied  to  the  surface  of  the  concrete  foundation  and 
the  binder  course  is  omitted. 

2.  Wearing  course:   Composed  of  sand,  filler  and  asphalt  cement. 
Historical  Development.     Mixtures  of  coal  tar  with  sand,  gravel,  broken 

-stone,  ashes,  and  materials  of  a  similar  nature  were  employed  in  the  United 
States  prior  to  1865  on  sidewalks  and  cross-walks.  They  undoubtedly 
were  the  first  step  in  the  development  of  the  modern  sheet-asphalt  pave- 
ment, as  the  general  principle  involved,  of  mixing  hot  sand  with  a  bitu- 
minous cementing  material,  is  substantially  the  same  in  both  cases.  This 
is  also  true  of  the  method  of  laying.  A  mixture  of  this  kind  was  laid  on 
one  of  the  highways  in  Prospect  Park,  Brooklyn,  N.  Y.,  in  1867  and  was 
so  successful  that  a  similar  pavement  was  put  down  the  following  year 
on  Diamond  St.  in  Brooklyn.  The  foundation  of  this  pavement  was  5  in 
thick  and  was  composed  of  2-in  broken  stone,  sand,  coal  ashes  and  tar. 
The  wearing  surface  was  of  similar  composition  except  that  the  stone 
used  in  it  was  not  larger  than  1  in  in  its  greatest  dimension.  This  is  prob- 
ably the  first  street  in  the  United  States  which  can  be  considered  as  hav- 
ing had  a  bituminous  pavement.  Shortly  after  1870  a  number  of  coal- 
tar  pavements  were  laid  in  Washington,  D.  C.  The  base  used  was  broken 
stone,  4  to  6  in  in  thickness,  which  was  cemented  together  with  coal  tar. 
This  base  was  covered  with  a  binder  course  averaging  about  1  in  in  thick- 
ness and  composed  of  gravel,  fine  broken  stone  and  coal  tar.  Generally 
speaking,  the  foundation  and  binder  course  were  substantially  the  same  in 
all  cases  but  the  wearing  courses  differed  considerably  and  were  laid  under 
numerous  patents.  Some  of  these  pavements  were  very  good  and  some 
were  very  bad  but  even  the  best  of  them  became  very  soft  in  summer 
and  could  not  be  regarded  as  generally  satisfactory,  and  where  the  traffic 
was  at  all  considerable  their  cost  of  maintenance  was  high.  This  appears 
to  be  the  first  recorded  development  of  the  modern  binder  course.  In 
1870,  E.  J.  deSmedt,  who  was  familiar  with  the  art  of  laying  bituminous 
rock  pavements  as  developed  in  Paris,  laid  an  asphalt  sand  mixture  in 
front  of  the  city  hall  in  Newark,  N.  J.,  which  proved  successful.  This 
was  undoubtedly  the  first  asphalt  pavement  laid  in  the  United  States, 
alt  ho  its  exact  composition  is  in  doubt.  It  was  followed  by  similar  pave- 
ments in  New  York  City  and  Philadelphia.  As  a  result  of  these,  Pennsyl- 
vania Ave.  in  Washington,  D.  C,  was  paved  with  an  asphalt  sand  mixture 
in  1877.  The  use  in  Washington  of  this  type  of  pavement  rapidly  in- 
creased and  other  asphalts  began  to  be  used  for  the  same  purpose  and 
AMs  beginning  the  use  of  sheet-asphalt  pavements  rapidly  developed 
^e  country.  It  was  not  until  many  years  later  that  shee^asphalt 
were  laid  in  England  and  on  the  Continent. 
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2.    Characteristics 

Sheet-asphalt  pavements  are  smooth,  non-productive  of  dust,  almost 
noiseless,  waterproof,  non-absorbent  and  easy  to  clean.  They  are  capable 
of  sustaining  very  heavy  traffic  and  also  last  well  under  light  traffic.  They 
are  therefore  well  adapted  for  business  and  residence  streets  and  the  facility 
with  which  they  may  be  kept  clean  makes  them  especially  desirable  in 
tenement  districts.  They  are  easy  to  repair  and  offer  but  slight  resistance 
to  traffic.  They  are  somewhat  softer  in  summer  than  in  winter  but  when 
properly  laid  never  become  too  soft  for  use  even  in  the  hottest  weather. 
When  dry  and  clean  they  are  not  slippery  and  their  slipperiness  in  moist 
or  drizzly  weather  is  largely  due  to  the  presence  of  a  thin  film  of  mud  caused 
by  the  collection  of  street  detritus,  and  this  can  be  greatly  reduced  by 
washing 'or  keeping  them  clean.  For  this  reason  they  are  less  slippery 
in  a  heavy  rain  than  in  a  drizzle.  Horses  accustomed  to  granite  block 
pavements  instinctively  put  their  hoofs  down  and  slide  them  until  they 
obtain  a  foothold  in  the  crevices  of  the  pavement.  As  there  are  no  such 
crevices  in  a  sheet-asphalt  pavement,  it  takes  a  little  time  for  them  to 
become  accustomed  to  it  but  they  soon  learn  to  adapt  themselves  to  a 
smooth  surface. 

While,  as  previously  stated,  sheet-asphalt  will  sustain  a  very  heavy 
traffic,  this  statement  applies  more  especially  to  a  traffic  largely  composed 
of  quick  moving,  light  to  medium  loaded  vehicles,  such,  for  instance,  as 
prevails  on  Fifth  Ave.,  New  York  City.  It  is  not  the  most  suitable  type 
of  pavement  for  a  very  dense,  slow  moving,  heavily  loaded  traffic.  Wood 
block  and  granite  block  will  outlast  it  under  these  conditions.  It  will  not 
give  satisfaction  where  there  is  practically  a  total  absence  of  traffic,  as  it 
then  is  liable  to  develop  cracks,  apparently  requiring  the  kneading  action 
of  traffic  to  equalize  the  stresses  set  up  by  contraction  and  expansion  and 
to  keep  it  in  proper  condition.  It  is  entirely  suitable,  however,  for  traffic 
varying  from  the  light  delivery  traffic  of  residence  streets  to  the  dense  but 
quick  moving  traffic  of  Fifth  Ave.,  New  York  City,  or  the  Thames  Em- 
bankment, London.  Very  recent  figures  as  to  the  traffic  on  Fifth  Ave.  are 
not  available,  but  a  record  taken  between  33rd  and  34th  Sts.  during  tho 
months  of  Nov.  and  Dec.,  1904,  shows  it  to  be  heavier  than  on  the  Thames 
Embankment,  and  is  given  below: 

Tonnage  per  11  hr 19  274.47 

Average  tonnage  per  lin  ft  of  width  per  11  hr 481 .85 

Average  tonnage  per  hr 1  752 .  20 

Average  number  of  vehicles  per  llhr 11  787 .  00 

Average  tonnage  per  vehicle 1 .  64 

On  account  of  their  smoothness,  sheet-asphalt  pavements  are  not  suit* 
able  for  use  on  excessive  grades.  Generally  speaking,  streets  carrying  a 
fair  amount  of  traffic  can  be  paved  with  asphalt  if  the  grade  does  not  exceed 
6%.  In  some  cases,  where  the  traffic  was  very  light  and  a  smooth  pave- 
ment was  considered  essential,  it  has  been  laid  on  grades  running  up  to 
10  and  12%,  but  this  is  rather  exceptional.  Where  the  traffic  is  heavy, 
a  3  to  4%  grade  is  usually  considered  as  the  limit.  In  most  of  the  largest 
cities  of  the  United  States  the  maximum  grades  on  which  this  type  of 
pavement  is  laid  vary  from  4.5  to  8%,  regulated  largely  by  the  traffic  and 
climatic  conditions. 
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8.    Foundations 

As  a  sheet-asphalt  pavement  has  not  sufficient  internal  stability  to 
permit  it  to  bridge  over  depressions  or  soft  spots  and  as  excessive  vibra- 
tion will  tend  to  produce  rapid  disintegration,  it  must  be  supported  by  a 
rigid  and  unyielding  foundation  of  sufficient  strength  to  carry  the  traffic 
The  character  of  the  foundation  required  will  depend  upon  the  following 
conditions:     Traffic,   climate,  character   of   subsoil   and    drainage.     The 
strength  of  the  foundation  must  be  directly  proportional  to  the  weight 
of  the  traffic.     In  cold  climates,  where  the  ground  freezes  to  a  consider- 
able depth  in  winter,  the  spring  thaws  produce  a  very  unstable  condition 
of  the  subsoil  and  the  foundation  in  such  cases  must  be  stronger  than  is 
required  in  climates  where  there  is  little  or  no  frost.    A  well  drained  sandy 
soil  is  much  less  affected  by  these  temperature  changes  than  is  a  heavy 
clayey  soil.     The  treatment  of  the  subsoil,  therefore,  is  of  primary  impor- 
tance, especially  where  the  traffic  is  heavy.    It  should  be  drained  and 
thoroly  compacted  by  rolling  to  such  an  extent  that  it  will  be  free  from 
displacement  thru  settlement  or  frost.    All  soft  spots  should  be  excavated 
and  filled  with  suitable  material  and  all  trenches  must  be  thoroly  back- 
filled.    In  sandy  soils  this  may  be  done  by  the  aid  of  water;  in  clayey  or 
heavy  soils  they  must  be  slowly  filled  and  carefully  tamped  for  each  6 
in  of  fill.     In  certain  localities  in  the  northwestern  portion  of  the  United 
States  and  Canada  very  heavy  clay  soils  are  found.     In  winter  these  fre- 
quently develop  cracks  from  4  to  5  in  in  width  and  heave  very  badly. 
In  such  cases  cross  trenches  should  be  dug  every  25  or  30  ft  and  filled  with 
coarse  broken  stone  and  connected  with  longitudinal  trenches  at  the  side 
of  the  street,  similarly  filled  and  draining  to  catch  basins.    It  is  inadvis- 
able to  lay  concrete  directly  on  such  a  soil.    Sand  and  gravel  should  first 
be  spread  upon  it  to  such  a  depth  that  when  rolled  it  will  form  a  layer 
3  to  4  in  in  thickness  and  the  concrete  should  be  placed  on  this.     Where 
the  subgrade  is  marshy  or  swampy  or  consists  of  a  fill  made  on  such  ground, 
and  it  is  impracticable  to  thoroly  drain  ft,  concrete  of  sufficient  strength 
must  be  employed  to  bridge  over- soft  spots  and  distribute  the  load  over 
as  great  an  area  as  possible.     Depending  upon  traffic,  subsoil  and  climatic 
conditions,  a  number  of  different  types  of  foundations  have  been  success- 
fully employed,  such  as  old  macadam;   broken  stone,  either  rolled  dry  or 
cemented  together  with  some  form  of  bituminous  cement;  old  cobblestone; 
Belgian  block  or  granite  block  pavements;    old  brick  or  asphalt  block 
pavements;  ,  bituminous  concrete;    natural  cement-concrete  and  Portland 
cement-concrete. 

Broken  Stone  Foundations.    Where  the  traffic  is  light,  the  climate  mild, 
and  the  subsoil  conditions  favorable,  old  macadam  roads  which  have  been 
properly  constructed  and  drained  have  given  very  excellent  results  as 
foundations.     In  some  cases,  notably  the  Thames  Embankment  in  London, 
a  foundation  of  this  kind  covered  with  an  asphalt  pavement  has  sufficed 
to  carry  a  very  heavy  traffic,  but  its  use  under  severe  conditions  is  to  be 
deprecated  and  more  failures  than  successes  have  resulted  from  it.     Stones 
screened  out  from  an  old  broken  stone  road-bed  are  always  well  rounded 
on  the  edges,  showing  that  they  move  under  traffic  and  that  a  broken 
stone  road,  however  good,  does  not  form  a  rigid  foundation.     Many  so- 
called  broken  stone  roads  have  been  constructed  without  any  attention 
1  linage  by  simply  dumping  stone  on  top  of  old  earth  roads  and  con- 
ig  it  by  traffic  with  little  or  no  preliminary  rolling.     These  should 
regarded  in  temperate  climates  as  suitable  foundations  for  any 
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permanent  type  of  pavement.  Where  a  broken  stone  road  is  used  and 
tht  grade  will  permit,  it  is  far  better  to  build  up  depressions  and  reduce 
the  crown  if  necessary  by  adding  hroken  stone  on  the  quarters  and  thoroly 
compressing  it  with  a  roller.  Any  attempt  to  remove  portions  of  the 
surface  by  scarifying  it  will  seriously  disturb  the  bond  of  the  broken  stone 
and  impair  the  consolidation  and  solidity  resulting  from  years  of  travel. 

Old  Pavements  of  Brick,  Granite,  etc,  should  not  be  used  -as  a  base  if, 
owing  to  height  of  curb  or  any  other  reason,  it  is  necessary  to  reset  them. 
In  their  original  condition  they  are  satisfactory  where  the  traffic  is  not 
heavy.  Relaid  plocks  are  not  rigid  and  have  a  tendency  to  rock  and  sheet- 
asphalt  pavements  laid  on  such  foundations  in  New  York  City  have  rapidly 
disintegrated  wherever  they  were  exposed  to  heavy  traffic.  In  almost 
every  case  the  active  centers  of  disintegration  have  been  found  to  be  di- 
rectly over  blocks  which  were  not  firmly  bedded.  If  a  foundation  of  this 
kind  is  to  be  used,  the  relaid  blocks  should  first  be  subjected  to  travel 
for  a  considerable  period  of  time  and  any  blocks  which  do  not  thus  become 
firmly  bedded  should  be  reset.  Rolling  and  ramming  them  will  not  produce 
the  desired  results. 

Cement-Concrete  Foundations.  Where  the  traffic  is  heavy,  no  base  but 
Portland  cement-concrete  should  be  used  and  its  thickness  should  depend 
upon  local  conditions.  The  requirements  of  modern  traffic  are  constantly 
increasing  in  severity,  and  where  a  few  years  ago  6  in  was  considered  ample, 
9  in  is  in  many  instances  now  required.  In  London,  all  streets  subjected 
to  motor-bus  traffic  are  being  provided  with  9-in  concrete  foundations, 
as  6-in  foundations  were  found  to  shatter  under  traffic  impact.  In  some 
cases  6  in  of  reinforced  concrete  is  being  tried,  but  this  has  hardly  passed 
the  experimental  stage  as  yet.  Where  the  traffic  is  comparatively  light 
and  the  subsoil  at  all  unfavorable,  it  is  much  better  to  use  4  or  5  in  of  con- 
crete than  to  experiment  with  questionable  macadam.  A  permanent  and 
adequate  base  can  always  be  used  again  when  the  pavement  requires 
resurfacing,  whereas  any  serious  failure  of  the  base  requires  a  complete 
reconstruction  of  the  street.  Many  authorities  advocate  the  roughening 
of  the  upper  surface  of  the  concrete  so  that  the  pavement  may  key  into 
the  depressions  thus  formed  and  in  this  way  reduce  the  tendency  to  shoving. 
Various  methods  of  producing  this  roughened  surface  are  employed.  In 
some  cases  cross  depressions  are  made  by  the  use  of  pieces  of  timber  em- 
bedded in  the  concrete  while  wet  and  subsequently  removed.  In  other 
cases  the  concrete  is  not  tamped  sufficiently  to  fill  all  the  surface  voids 
with  mortar,  thus  leaving  a  rough  stone  surface.  Broken  stone  is  some- 
times sprinkled  over  the  surface  of  the  concrete  just  before  it  acquires  its 
initial  set.  Special  rake-like  implements  are  also  used  to  rake  over  the 
surface  and  score  it  before  it  has  set.  While  it  is  true  that  pavements  as 
a  whole  sometimes  slide  on  a  smooth  base,  exhibiting  when  taken  up  a 
slickenslide  effect,  it  appears  very  questionable  whether  any  "pavement 
which  lacks  inherent  stability  to  such  an  extent  that  it  will  shove  up  to  an 
undesirable  degree  under  traffic,  will  have  its  resistance  to  this  action 
markedly  increased  by  roughening  the  concrete  which  lies  3  in  below  its 
surface.  A  reasonably  smooth  concrete  is  favored  as  it  tends  to  produce 
a  more  uniform  thickness  of  pavement.  Proper  selection  and  grading  of 
the  mineral  aggregate  will  prevent  shoving.  Where  street-car  rails  are 
present  in  a  street,  they  must  be  placed  on  rigid  foundations  and  man- 
holes and  boxes  must  be  similarly  treated.  Any  excessive  vibration  in  them 
will  destroy  the  pavement  adjacent  to  them  and  in  many  cases  will  permit 
the  entrance  of  water  between  the  pavement  and  the  concrete.    The  usual 
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proportions  for  concrete  vary  from  1  :  2  :  5  to  1  :  3  :  6,  altho  with  properly 
graded  stone,  such  as  crusher  run  passing  a  2-in  screen  and  retained  on  a 
%-in  screen,  in  which  the  voids  are  cgmparatively  small  in  sise,  the  pro- 
portion of  stone  may  be  increased  considerably  and  the  resulting  concrete 
will  be  better  and  stronger  in  every  way  and  will  be  much  easier  to  com- 
pact by  ramming  and  less  liable  to  segregation.  Bituminous  concrete  is 
in  most  cases  more  expensive  than  cement-concrete  and  has  no  great  bridg- 
ing strength.  When  used,  therefore,  it  must  be  relatively  thicker  than 
would  be  necessary  with  a  Portland  cement-concrete  and  its  use  on  unfa- 
vorable subsoils  is  not  to  be  recommended. 

MATERIALS 
4.    Sands 

Essential  Characteristics.  Sand  constitutes  from  75  to  80%  of  a  sheet- 
asphalt  pavement  and  takes  practically  all  the  wear  resulting  from  traffic- 
Sand  for  paving  work,  therefore,  must  be  hard,  clean  grained  and  moder- 
ately sharp  and  must  have  a  suitable  mesh  composition.  The  surfaces 
of  the  grains  must  be  of  such  a  character  that  asphalt  cement  will  satis- 
factorily adhere  to  them.  A  careful  examination  under  the  microscope 
should  therefore  always  be  made  of  all  sands  proposed  for  use.  This 
must  be  supplemented  by  a  sieving  test.  Hardness  is  necessary  in  order 
that  the  grains  may  not  crush  to  an  undesirable  extent  under  traffic.  For 
this  reason  sands  composed  almost  wholly  of  quartz  grains  must  be  selected. 
Sands  composed  largely  of  calcareous  grains  or  grains  composed  of  silicates 
are  not  suitable  for  paving  purposes  altho  where  the  traffic  is  very  light 
and  the  climatic  conditions  favorable  and  no  other  kinds  have  been  avail- 
able, they  have  been  used  with  fairly  successful  results.  The  surfaces  of 
the  grains  must  be  reasonably  free  from  fine  dust  of  such  a  character  that 
it  will  bake  on  them  when  heated  and  prevent  the  asphalt  cement  from 
adhering  to  them  with  the  requisite  tenacity.  Sharpness  is  essential  in 
order  that  the  grains  may  key  together  to  such  an  extent  as  to  offer  strong 
resistance  to  the  shoving  action  of  traffic.  A  sand  composed  entirely  of 
spherical  grains  would  have  so  little  inherent  stability  that  a  pavement 
made  with  it  would  rapidly  form  into  waves  under  the  action  of  traffic. 

The  Mesh  Composition  of  Paving  Sands  is  Determined  by  passing  them 
successively  thru  sieves  having  various  square  apertures. 

The  following  method  for  making  a  mechanical  analysis  of  sand  or  other 
fine  highway  material,  except  for  fine  aggregates  used  in  cement-concrete, 
was  adopted  in  1916  by  the  Am.  Soc.  Test.  Mat. 


Meshes  per  Lin  In  (2.54  Cm) 

DlAMBTBE 

t  of  Wire 

In 

^-Mm 

10 

0.02700 
0.01650 
0.01375 
0.01025 
0.00900 
0.00575 
0.00450 
0.00235 

0.68580 

20 

0.41910 

30 

0.84926 

40 

0.26035 

50 

0.22865 

80 

0.14600 

0 . 11430 

0.05969 
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"The  method  shall  consist  of  (1)  drying  at  not  over  110°  C  (230°  F)  to 
a  constant  weight  a  sample  weighing  50  g;  (2)  passing  the  sample  thru 
each  of  the  following  mesh  sieves  (Am.  Soc.  Test.  Mat.  standard  sieves) 
(Note:  The  order  in  which  the  sieves  are  to  be  used  in  the  process  of  sifting 
is  immaterial  and  shall  be  left  optional;  but  in  reporting  results  the  order 
in  which  the  sieves  have  been  used  shall  be  stated);  (3)  determining  the 
percentage  by  weight  retained  on  each  sieve,  the  sifting  being  continued « 
on  each  sieve  until  less  than  1%  of  the  weight  retained  on  each  sieve  shall 
pass  thru  the  sieve  during  the  last  minute  of  sifting;  and  (4)  recording 
the  mechanical  analysis  in  the  following  manner: 


Passing  200-mesh  sieve " 

Passing  100-mesh  sieve  and  retained  on  a  200-mesh  sieve 

Passing    80-mesh  sieve  and  retained  on  a  100-mesh  sieve 

Passing    50-mesh  sieve  and  retained  on  an    80-mesh  sieve 


% 

•  •■•••  /Q 
«••••■  fQ 
«■■•••  /Q 

...,..% 

100.00% 

Sometimes,  in  sifting  a  sand  it  is  first  placed  on  the  200-mesh  sieve  and 
the  amount  passing  thru  that  sieve  is  determined.  The  residue  left  on 
that  sieve  is  then  placed  on  the  100-mesh  sieve  and  the  amount  passing 
thru  it  is  next  determined  and  so  on  thru  the  entire  range  of  sieves.  In 
this  way  the  individual  percentages  will  add  up  to  100.  It  is  customary 
to  speak  of  the  grains  passing  the  200-mesh  sieve  as  200-mesh  material 
or  grains;  that  passing  the  100-mesh  sieve  as  100-mesh  material  or  grains, 
and  this  practice  is  followed  thruout  the  entire  range  of  sieves.  The  proper 
mesh  composition  of  a  sand  varies  with  the  traffic  to  which  the  pavement 
is  to  be  subjected.  In  light  traffic  pavements,  a  coarser  sand  can  be  used 
than  in  heavy  traffic  pavements.  This  will  be  discussed  at  length  under 
the  theory  of  sheet-asphalt  pavements. 

Standards  for  the  Mesh  Composition  of  a  Paving  Sand  are  given  below: 


_  200-mesh  sieve 
Passing  100-mesh  sieve 
80-mesh  sieve 
60-meah  sieve 
40-mesh  sieve 
80-mesh  sieve 
20-mesh  sieve 
10-meah  sieve 
Passing      8-meah  sieve 


Passing 
Passing 


Light  Traffic 


Oto    6' 
10  to  15' 

6  to  15' 
10  to  40' 
10  to  30 
10  to  20' 
10  to  15' 

5  to  12% 

Oto    6% 


£  18  to  25% 


Heavy  Traffic 


Oto    5< 

10  to  25 

10  to  20' 

5to40( 

5  to  80' 

10  to  15' 

5  to  10 

2  to    8' 

None 


^25  to  40% 


It  is  but  seldom  that  a  single  sand  can  be  found  which  will  fulfil  these 
requirements.  Mixing  must  therefore  be  resorted  to  and  ordinarily  a 
mixture  of  two  sands  will  be  all  that  is  required.  In  some  cases  three  and 
even  four  sands  have  been  mixed  before  the  necessary  mesh  composition  was 
obtained.  When  more  than  one  sand  is  being  used  it  sometimes  happens 
that  the  only  available  supply  of  a  certain  grade  is  composed  of  grains 
that  are  not  wholly  satisfactory  as  to  composition  or  sharpness.  Unless 
such  a  sand  is  wholly  unsuitable  its  admixture  with  other  sands  of  more 
satisfactory  character  will  often  remove  what  would  be  a  valid  objection 
to  its  use  if  it  were  employed  alone. 
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Typical  Examples  of  Admixtures  of  Two  Sands  are  given  below: 


Paving  200-mesh  sieve .  . . 
Passing  100-mesh  sieve . . . 
'Passing  80-mesh  sieve.  .  . 
Passing  60-mesh  sieve . . . 
Passing  40-mesh  sieve. . . 
Passing  80-mesh  sieve .  . . 
Passing  20-mesh  sieve . . . 
Passing  10-mesh  sieve .  . . 
Retained  on  10-mesh  sieve 


100% 


100% 


100% 


•  •  • 

•  •   • 


100% 


100% 


100% 


(1)  Sand  A.     (2)  Sand  B.      (3)  Mixture  of  two  parts  of  sand  A  with  one  part  of 
B,  satisfactory  as  to  mesh  composition.     (4)  Sand  C.    (5)  Sand  D.     (6)  Mixture 
of  two  parts  of  sand  C  with  three  parts^of  sand  D,  satisfactory  as  to  mesh  composition. 


sand 


A  Typical  Example  of  the  Admixture  of  Three  Sands  follows: 


Passing  200-mesh  sieve . 
Passing;  100-mesh  sieve . 
Passing  80-mesh  sieve . 
Passing  60-mesh  sieve . 
Passing  40-mesh  sieve . 
Passing  80-mesh  sieve. 
Passing  20-mesh  sieve , 
Passing    10-mesh  sieve . 


7 

8 

9    i 

18% 

•  ■  •  • 

13% 

45% 

1% 

11% 

88% 

15% 

38% 

2% 

24% 

13% 

1% 

15% 

13% 

11% 

11% 

■    a    m    • 

10% 

•   ■  ■   • 

. . : . 

24% 

100% 

100% 

100% 

10 


100% 


(7)  Sand  E.     (8)  Sand  F.     (9)  Sand  G.     (10)  Mixture  of  9  parts  sand  E,  8  parts 
sand  F,  4  parts  sand  G,  satisfactory  as  to  mesh  composition. 

Surface  Character  of  Grains.  This  consideration  is  of  the  highest  im- 
portance as  it  vitally  affects  the  cementing  qualities  of  the  asphalt  cement, 
and  if  this  fails  the  entire  pavement  fails.  The  best  sands  in  this  respect 
are  those  which  have  rough,  pitted  surfaces  similar  to  the  Cowbay  sands. 
Those  which  have  been  polished  and  worn  smooth  on  the  surface  are  not  so 
desirable,  as  they  will  not  take  as  thick  a  coating  of  asphalt  cement.  This 
is  also  influenced  by  the  composition  of  the  grains.  Limestone  grains  are 
soft  and  porous  and  generally  undesirable  in  paving  work  but  a  coating 
of  asphalt  cement  adheres  very  strongly  to  them.  Flint  grains  are  ex- 
tremely undesirable,  as  they  take  a  very  thin  coating  of  asphalt  cement 
and  it  does  not  adhere  strongly  to  them.  Some  of  these  peculiarities  in 
the  attraction  of  certain  types  of  grains  for  asphalt  cement  and  vice  vena 
are  not  easy  to  explain,  as  surfaces  apparently  identical  act  very  differ- 
ently in  this  respect.  To  be  on  the  safe  side,  choose  clean  quarts  grains 
with  comparatively  rough  and  pitted  surfaces  and  avoid  those  having 
coated  or  polished  surfaces  and  composed  of  flint.  Where  undesirable  sands 
have  to  be  used  they  should  be  mixed  at  as  high  a  temperature  as  possible 
without  injuring  the  asphalt  cement  and  the  time  of  mixing  should  be 
-v*d,  thus  insuring  as  far  as  possible  satisfactory  coating  of  the  grains 
ttion  of  the  asphalt  cement  to  them. 
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Sources  of  Supply.  Sand  is  finely  divided  rook  detritus  and  has  usually 
been  deposited  in  the  place  where  it  is  found  by  water  action.  Where 
the  current  has  been  swift  or  the  water  violently  agitated,  coarse  sand 
is  usually  deposited,  the  finer  grains  being  deposited  from  comparatively 
still  water.  Wind  is  also  an  important  agency  in  the  movement  of  sand, 
as  witness  shifting  sand  dunes  in  many  localities.  Air  currents  at  high 
velocity  will  transport  very  coarse  sand  and  even  gravel,  while  at  lower 
velocity  only  fine  sand  will  be  displaced.  These  facts  often  indicate  where 
fine  or  coarse  sands  may  be  searched  for  with  hope  of  success.  In  protected 
areas  and  where  eddies  are  formed  along  river  banks,  deposits  of  fine  sand 
will  usually  be  found.  Where  the  flow  of  the  current  is  unrestricted  the 
bed  of  the  stream  will  usually  produce  gravel  or  coarse  sand.  Variations 
in  current  velocity  due  to  natural  causes  will  frequently  produce  very 
great  changes  within  24  hr  in  the  mesh  composition  of  sand  dredged  from 
a  river  or  bay.  According  to  the  localities  in  which  they  are  found,  sands 
may  be  classified  as  follows:  Beach  sands,  from  sea  and  lake  shores;  river 
sands;  and  bank  or  pit  sands. 

Beach  Sands  from  the  Sea-shore  are  usually  unsuitable  for  paving  work. 
The  grains  are  often  polished  and  rounded  to  an  undesirable  extent,  altho 
this  is  not  always  the  case.  They  are  usually  composed  largely  of  80  and 
50-mesh  particles  and  if  used  would  therefore  require  mixing  with  both 
fine  and  coarse  sands  to  produce  a  satisfactory  mesh  composition. 

Beach  Sands  from  Lake  Shores  are  frequently  used  in  paving  work. 
The  grains  of  which  they  are  composed  are  usually  more  rounded  than 
is  the  case  with  bank  sands,  but  in  many  instances  this  action  has  not 
taken  place  to  an  undesirable  extent.  The  mesh  composition  of  sands  of 
this  type  does  not  ordinarily  show  such  an  excessive  accumulation  of  80- 
and  50-mesh  grains  as  do  sea  beach  sands.  They  are  of  course  deposited 
thru  water  action,  but  this  is  ordinarily  less  violent  and  continuous  than 
on  the  sea-shore,  as  there  is  no  tidal  action.  Even  when  more  rounded 
than  wholly  desirable,  the  admixture  with  them  of  sharp  pit  sands  is  fre- 
quently sufficient  to  remove  this  objection.  Suitable  paving  sands  are 
obtained  in  large  quantities  from  Lake  Michigan,  Lake  Erie,  Lake  On- 
tario and  Lake  Pontchartrain,  typical  sittings  of  which  are  given  below: 


Fusing  200-meah  sieve 

Passing  100-mesh  sieve 

80-mesh  sieve. .. . 

50-mesh  sieve. . . . 

40-mesh  sieve. . . . 

80-mesh  sieve... . 

20-mesh  sieve. . . . 

10-mcsh  stove 

Retained  on  10-mesh  sieve. 


Lake 
Mich- 
igan 


Lake 
Mich- 
igan 


Lake 

Erie 


Lake 
Ontario 


*% 
5% 

31% 

16% 

13% 

12% 

0% 


1% 

9% 

20% 

39% 
20% 

62 

8% 
1% 
1% 


2% 

"I 

39% 
7% 
4% 

2% 
1% 

0% 


Lake 
Pont- 
chartrain 


100%  100% 


100% 


100% 


100% 


River  Sands  are  found  either  in  beaches  or  in  the  beds  of  streams.  In 
the  latter  case  they  are  usually  obtained  by  dredging,  altho  centrifugal 
pumps  are  also  employed  to  a  large  extent  for  this  purpose.  They  form 
a  very  important  source  of  supply  for  paving  work  and  are  very  varied 
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in  character.  River  sands  generally  possess  strongly  distinguishing  char- 
acteristics peculiar  to  the  particular  river  from  which  they  are  obtained. 
This  is  due  largely  to  the  different  rock  formations  from  which  they  were 
derived  and  the  prevailing  conditions  of  flow,  shape  and  kind  of  river 
bottom,  etc.  Attention  must  be  called  to  the  peculiarities  of  many  of  the 
river  sands  obtained  in  the  United  States  in  the  Mississippi  Valley.  The' 
bitumen  of  an  asphalt  cement  does  not  appear  to  adhere  to  them  as  strongly 
as  it  does  to  sands  from  eastern  or  western  rivers  and  mixtures  made  from 
them  will  carry  less  bitumen  and  usually  mark  up  to  an  undesirable  extent 
in  hot  summer  weather,  even  tho  they  are  entirely  satisfactory  from  the 
standpoint  of  mesh  composition. 

Bank  or  Pit  Sands  are  differentiated  from  the  other  types  previously 
described  by  not  having  been  deposited  by  recent  or  present  action.     Their 
original  derivation  includes  every  known  source  of  origin  and   method  of 
deposition;    by  the  agency  of  river,  sea,  glacial  or  wind  action.     Bank 
sands  cover  a  wider  range  of  mesh  composition  than  do  river  or  beach 
sands  and  are  therefore  of  the  greatest  value  in  the  paving  industry.     They 
vary  from  what  is  really  a  fine  gravel  to  the  wind-blown  sands  of  the  far 
west,  many  of  which  latter  are  almost  entirely  composed  of  fine  quarts 
particles  which  will  pass  a  200-mesh  sieve.     Where  a  fine  tempering  sand 
is  required  carrying  high  percentages  of  100  and  80-mesh  grains  it  is  usually 
sought  for  and  found  in  bank  or  pit  deposits.     When  digging  sands  from 
a  bank  or  pit,  it  is  essential  to  see  that  the  deposit  is  properly  stripped 
and  the  top  layer  of  loam  removed  from  it;   otherwise,  as  the  face  of  the 
bank  is  cut  into,  the  loam  will  fall  down  and  become  mixed  with  the  sand. 
In  some  instances  these  deposits  are  stratified  in  comparatively  thin  layers 
so  that  by  careful  selection  almost  any  desired  mesh  composition  can  be 
obtained  from  a  single  pit.     Careful  working  of  such  a  deposit  is  neces- 
sary to  insure  getting  the  proper  proportion  from  the  various  strata,  other- 
wise hopeless  irregularity  in  output  will  result.     Glacial  sands  are  found 
in  those  parts  of  the  country  which  during  the  Glacial  Period  were  covered 
with  an  ice  sheet.     Bitumen  appears  to  adhere  with  great  tenacity  to 
sands  of  this  character,  notably  those  obtained  from  Cowbay  and  other 
localities  on  the  north  shore  of  Long  Island,  N.  Y.,  and  such  sands  have 
been  used  with  great  success  in  paving  work  in  New  York  City.     The 
presence  of  undesirable  quantities  of  clay  or  loam  render  many  bank  sands 
unsuitable  for  paving  work,  as  this  bakes  on  the  surface  of  the  grains  suffi- 
ciently to  adhere  to  them  during  the  mixing  process,  thereby  preventing 
the  bitumen  coating  from  coming  in  close  contact  with  the  true  surface  of 
the  larger  grains  altho  they  may  appear  to  be  well  coated.     Under  stress  of 
service  this  baked  coating  is  liable  to  come  off  and  carry  the  bitumen  with 
it.     In  other  cases  the  clay  or  loam  bakes  into  small  balls  of  sufficient 
tenacity  to  pass  thru  the  mixer  without  breaking  up.     These  are  coated 
on  the  outside  with  bitumen,  but  when  laid  in  the  pavement  break  open 
under  traffic,  revealing  a  mass  of  loose,  uncemented  material  which  washes 
out  on  the  first  application  of  water.     This  leaves  a  pit  in  the  surface  in 
which  water  accumulates  and  carries  on  its  disintegrating  action.     Where 
only  clayey  sands  are  available,  they  may  be  rendered  suitable  for  use 
by  washing  them.     Certain  sands  have  their  grains  more  or  less  coated 
with  a  ferruginous  cement,  notably  the  red  sands  of  New  Jersey.     This  is 
also  the  case  with  many  of  the  sands  associated  with  the  London  gravels. 
An  asphalt  coating  applied  to  these  English  sands  has  frequently  com- 
v  washed  off  in  less  than  a  month  and  this  has  justly  caused  this 
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type  of  sand  to  be  regarded  with  suspicion  altho  cases  have  occurred  where 
entirely  successful  pavements  have  been  laid  with  them.  Bands  in  which 
t.he  grains  are  largely  composed  of  flint  should  be  viewed  with  extreme 
suspicion,  as  it  is  difficult  to  get  the  bitumen  to  adhere  properly  to  them. 
In  a  limited  number  of  instances  artificial  sand  produced  by  crushing  stone 
has  been  successfully  used  by  itself  or  mixed  with  natural  sand  in  paving 

Voids  in  Sand.  Before  the  generally  accepted  grading  for  paving  sands 
-was  determined,  the  question  of  voids  was  possibly  regarded  as  of  greater 
importance  and  interest  than  at  the  present  time.  It  was  at  first  consid- 
ered that  the  total  percentage  of  voids  in  a  sand  should  be  as  low  as  pos- 
sible and  that  all  the  voids  should  be  completely  filled  with  asphalt  cement. 
Of  recent  years,  however,  the  tendency  has  been  to  keep  the  voids  as  small 
in  size  as  possible  and  use  sufficient  asphalt  cement  to  Ihoroly  coat  all 
the  particles  regardless  of  whether  or  not  Ibis  completely  filled  the  voids. 
A  solid  block  of  stone  would  possess  no  voids  at  all,  but  it  would  not  be 
a  abeet-aspbalt  pavement;  also,  of  two  sands  having  approximately  the 
same  mesh  composition  and  different  percentages  of  voids,  the  one  to 
be  preferred  would  usually  have  the  larger  total  percentage  of  voids  and 
yet  have  them  smaller  in  sise  than  the  other.  80  many  considerations 
enter  into  the  selection  of  a  sand  for  paving  use  that  there  is  a  danger 
of  too  great  attention  being  given  to  the  subject  of  voids  if  one  becomes 
an  enthusiast  on  that  subject.  From  &  theoretical  standpoint  a  sand  com- 
posed of  spheres  of  the  same  sise  should  have  approximately  26%  of  voids, 
but  in  practice  it  is  impossible  to  obtain  this  figure  owing  to  the  difficulty 
of  compacting  the  spheres  to  the  maximum  point  and  the  nearest  approach 
to  it  has  produced  a  mixture  showing  31%  of  voids.  Where  the  grains 
are  of  uniform  site  the  percentage  of  voids  will  vary  with  the  shape  of 
the  grains  but  not  with  the  sise  of  them.  This  is  clearly  shown  by  the 
following  table  by  Richardson  (7). 


Voids  in  Different  Sizes  of  Crushed  Quartz 

1       Void. 

«.3'.; 

Generally,  rounded  grains  will  pack  more  closely  than  sharp  grains  but, 
as  already  noted,  rounded  grains  are  not  desirable.  Where  the  grains 
consist  of  particles  of  varying  size,  the  voids  are  lower  than  where  they 

PsncBNT  Passing 
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are  all  of  one  sue,  and,  as  is  to  be  expected,  the  finer  Bands  usually  ahon 
a  higher  percentage  of  voids  than  the  well  graded  coarser  ones  carrying 
a  reasonable  percentage  of  fine  material.  This  is  shown  by  the  preceding 
table  by  Richardson  (7). 

The  addition  of  limestone  dust  or  filler  up  to  a  certain  point  will  still 
further  reduce  the  voids  in  a  sand  but  beyond  that  point  they  will  gradu- 
ally increase.  The  critical  point  appears  to  be  approximately  that  where 
the  amount  of  added  dust  exceeds  the  voids  originally  present  in  the  sand. 
The  addition  of  approximately  36%  of  filler  to  a  sand  originally  containing 
36%  of  voids  will  reduce  them  to  approximately  20%,  but  it  is  not  prac- 
ticable or  advisable  to  use  this  amount  of  filler  for  reasons  which  will  be 
explained  later.  In  calculations  involved  in  the  determination  of  voids 
the  specific  gravity  of  the  particles  in  a  quarts  sand  is  usually  taken  as 
being  2.65. 

Prospecting  for  Sand.  Sand  dealers  who  have  not  been  accustomed  to 
furnishing  paving  sand,  should  be  approached  with  the  explanation  that 
concrete  or  mortar  sand  is  not  being  sought,  as  this  type  of  sand  is  too 
coarse  for  paving  work.  It  should  be  impressed  upon  them  that  some- 
thing much  finer  or  softer  is  desired.  In  many  cases  they  consider  that 
an  asphalt  sand  is  a  loamy  sand,  tho  this  is  really  not  the  case. 

5.    Fillers 

Essential  Characteristics.  This  is  used  to  fill  in  the  interstices  between 
the  grains  of  sand  in  the  wearing  course  and  render  it  more  compact  and 
dense.  Fineness  is  therefore  an  essential  requirement.  As  very  little  of  the 
sand  used  passes  a  200-mesh  sieve  and  as  a  considerable  quantity  of  it  does 
pass  a  100-mesh  sieve,  it  is  apparent  that  the  bulk  of  the  filler  should  pass 
a  200-mesh  sieve.  Most  specifications  require  that  at  least  66%  of  the 
filler  shall  pass  a  200-mesh  sieve.  The  finer  the  portion  which  passes 
the  200-mesh  sieve  the  better  the  filler  and  two  fillers,  both  showing  the 
same  amount  of  200-mesh  material,  may  vary  very  greatly  in  this  respect. 
Generally  speaking,  a  filler  should  be  free  from  organic  matter,  should 
be  composed  of  particles  to  which  bitumen  will  adhere  readily  and  should 
be  capable  of  packing  solidly  together  when  dry.  This  last  property  adds 
greatly  to  the  stability  of  the  mixture  to  which  the  filler  is  added. 

Materials  Used  as  Fillers.  A  great  variety  of  materials  have  been 
used  as  fillers,  including  rock  dust  of  almost  every  sort,  Portland  cement, 
natural  cement,  ground  silica,  slacked  lime,  clay,  marl,  fine  sand  dust 
from  dust  collectors  and  ground  waste  lime  from  beet  sugar  factories. 
Of  the  different  varieties  of  rock  dust,  ground  limestone  is  undoubtedly 
the  best  and  has  been  used  more  extensively  than  any  other  filler.  For 
ordinary  traffic  conditions  there  is  probably  nothing  better.  It  packs  well 
when  dry  and  asphalt  cement  adheres  to  it  tenaciously  and  is  to  a  certain 
extent  absorbed  by  it.  For  streets  carrying  very  heavy  traffic,  Portland 
cement  or  a  mixture  of  Portland  cement  and  limestone  dust,  is  probably 
superior  to  limestone  dust  alone,  as  they  undoubtedly  add  to  the  stability 
of  the  mixture  and  seem  to  increase  its  wear  resisting  qualities.  The  reason 
for  this  is  not  well  understood,  but  a  mixture  made  with  a  Portland  cement 
filler  will  rake  stiffer  and  stand  up  with  a  more  vertical  face  when  dumped 
from  the  wagon  than  will  an  otherwise  exactly  similar  mixture  made  with 
a  1;  x-~«  dust  filler.  Natural  hydraulic  cement  has  been  used  with  some 
i  number  of  unfavorable  results  have  been  attributed,  perhaps 
i  use  and  at  the  present  time  it  is  seldom  employed.    Ground 
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aOica.  or  Quarts  has  been  largely  used  in  past  years  in  pavements  in  New 
York  City  but  it  has  fallen  into  disuse.    Bitumen  does  not  adhere  to  it 
as  well  as  it  does  to  limestone  dust  or  Portland  cement  and  mixtures  made 
with  it  do  not  resist  water  action  asf  well  as  do  those  made  with  the  other 
two  fillers  mentioned.     Slaked  lime  has  been  used  in  coal  tar  pavements 
but  to  a  very  small  extent  in  sheet-asphalt  work  and  can  not  be  classed 
as  a  desirable  filler.     Clay  would  probably  make  an  excellent  filler  were 
it  not  for  the  extreme  difficulty  of  keeping  it  from  balling  after  drying 
and    pulverising  it.     Entire  roads  have  been  constructed  of  bituminous 
sand-clay  mixtures  which  have  given  excellent  satisfaction.     Ground  marl 
has  also  been  used  in  some  instances  but  it  is  very  light  and  its  use  renders 
work  on  the  mixing  platform  very  trying,  due  to  the  dust  produced.     Much 
of  the  finer  material  blows  away  during  the  mixing  process.     Sand  dust 
is  undesirable,  as  it  does  not  pack  dry  and  its  use  makes  the  mixture  very 
mushy  and  lacking  in  stability.     Ground  waste  lime  from  beet  sugar  fac- 
tories contains  an  undesirable  proportion  of  organic  matter.     The  weight 
of  experience  is  decidedly  in  favor  of  the  use  of  limestone  dust  for  ordinary 
traffic  conditions  and  Portland  cement  where  the  traffic  is  exceptionally 
heavy.     In  wet  climates  it  is  especially  unwise  to  experiment  with  fillers 
that  have  not  proven  themselves  satisfactory  from  long  experience. 

6.    Binder  Stone 

As  the  binder  course  does  not  take  any  of  the  actual  wear  of  traffic  but 

serves  as  an  intermediate  course  between  the  foundation  and  the  wearing 

course,  the  selection  of  the  materials  used  in  it  does  not  require  the  same 

care  as  must  be  applied  to  the  selection  of  a  sand.     Almost  any  variety 

of  good  hard  stone  may  be  used.     The  maximum  size  of  the  stone  should 

not  exceed  three-quarters  of  the  thickness  of  the  binder  course  to  be  laid 

with  it.     For  instance,  with  a  l>£-in  binder  course  the  stone  should  all 

pass  a  1^-in  screen;    for  a  1-in  binder  course  it  should  all  pass  a  %-in 

screen.     The  stone  should  not  be  weathered  or  soft  and  should  preferably 

be  free  from  all  particles  which  will  pass  an  8-mesh  sieve.     This  insures 

a  stone  free  from  dust,  which  is  desirable  because  stone  which  contains  a 

large  amount  of  screenings  segregates  very  badly  in  a  pile  and  because  in 

stone  containing  dust,  more  especially  if  it  has  been  weathered,  the  dust 

appears  to  adhere  to  the  larger  particles  to  such  an  extent  as  to  prevent 

the  bitumen  from  properly  adhering  to  them.     The  stone  should  be  graded 

from  coarse  to  fine  with  a  preponderance  of  the  larger  particles.     The 

voids  between  these  should  be  filled  with  the  next  size  particles,  and  so 

on,  thus  producing  a  compact  rigid  mass  in  which  the  voids  are  reduced 

to  the  smallest  size  compatible  with  the  materials  used.     Extreme  small- 

ness  of  voids,  such  as  is  striven  for  in  the  wearing  course  is  not  essential 

or  desirable  in  a  binder  course.     Gravel  has  been  used  as  a  substitute  for 

broken  stone,  but  it  is  not  to  be  recommended,  as  a  binder  course  made 

with  it  lacks  rigidity  and  stability  and,  generally  speaking,  bitumen  does 

not  adhere  as  well  to  gravel  as  it  does  to  broken  stone 

7.    Refined  Asphalts 

Refined  asphalt  usually  forms  the  basis  of  the  asphalt  cement  which 
binds  together  the  particles  of  the  mineral  aggregate  of  a  sheet-asphalt 
pavement.     In  the  earlier  days  of  the  industry  the  refined  asphalt  was 
always  of  such  a  hard  consistency  that  it  was  necessary  to  soften 
the  addition  of  a  flux.     At  the  present  time  a  considerable  propori 
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the  asphalt  employed  in  paving  work  is  refined  to  the  proper  conmstencj 
for  use  and  requires  no  fluxing.     The  refined  asphalt  must  possess  such 
properties  that  when  ready  to  be  used  in  the  pavement,  either  with  01 
without  the  addition  of  a  flux,  it  will  firmly  bind  together  the  mineral 
particles  and  resist  the  disintegrating  action  of  traffic  and  the  elements. 
These  necessary  properties  will  be  discussed  at  length  under  asphalt  cbmkkt 
and  the  individual  characteristics  of  the  different  asphalts  will  be  found 
in  Sect.  12,  bituminous  materials.     The  primary  source  of  asphalt  of  all 
kinds  is  undoubtedly  petroleum.     Some  petroleums  consist  chiefly  of  what 
are  termed  asphaltic  hydrocarbons  and  others  contain  these  constituents 
in  very  small  proportion.     Only  the  former  class  are  suitable  for  the  pro- 
duction of  asphalt  and  asphalts  found  in  a  hard  state  in  nature  are  un- 
doubtedly derived  from  them.     The  asphaltic  hydrocarbons  are  of  com- 
plex structure  and  consist  largely  of  saturated  and  unsaturated  cyclic  and 
polycyclic  compounds  and  their  non-metallic  derivatives.     In  many  locali- 
ties, thru  natural  causes,  asphaltic  petroleum  has  lost  its  more  volatile 
constituents  by  condensation  or  evaporation,  or  both,  and  has  left  behind 
a  more  or  less  solid  residue  of  asphalt.     These  residues  have  in  some  cases 
filled  natural  depressions,  from  which  has  arisen  the  term  asphalt  lakb. 
The  crude  material,  either  solid  or  liquid,  requires  refining  before  it  can 
be  used.     The  water  and  light  oils  are  driven  off  by  heat  and  the  residue 
is  employed  for  paving  purposes.     In  the  case  of  some  of  the  hard  native 
asphalts  as  much  as  30%  of  water  must  be  removed,  while  with  some  of 
the  asphaltic  petroleums  as  high  as  60%  of  light  oils  must  be  distilled 
before  the  residue  is  of  the  proper  consistency.     During  the  earlier  stages 
of  the  industry  great  stress  was  laid  on  the  merits  of  asphalts  coming  from 
certain  deposits  or  localities,  but,  as  the  knowledge  of  the  art  of  paving 
increased,  the  really  essential  qualities  necessary  for  a  paving  asphalt  were 
pretty  definitely  ascertained  and  methods  for  determining  them  became 
fairly  well  standardized.     At  the  present  time  among  those  who  are  posted 
upon  the  subject,  the  source  of   an  asphalt  is  not  necessarily  regarded 
as  any  index  of  its  quality.     It  must  in  every  case  fully  meet  standard 
requirements.     In  this  connection  it  must  be  borne  in  mind  that  different 
asphalts  have  their  individual  characteristics,   which  in  many  instances 
sharply  differentiate  them  from  all  other  asphalts  and  their  efficiency  for 
paving  purposes  is  to  a  certain  extent  represented  by  the  mean  of  their 
various  physical  and   chemical  properties.     One  asphalt  may  possess  a 
certain  quality  to  a  much  higher  degree  than  another,  but  this  does  not 
necessarily  mean  that  it  is  better  for  paving  purposes,  as  the  other  asphalt 
may  and  probably  will  have  its  particular  points  of  superiority  also.     No 
one  asphalt  can  be  said  to  be  preeminently  superior  to  all  others  in  every 
respect.     It  is  unwise  to  attempt  to  set  a  definite  absolute  minimum  per- 
missible standard  for  any  one  physical  or  chemical  property  because  a 
certain  asphalt  might  have  its  low  standard  in  one  particular  respect  offset 
by  certain  other  high  qualities.     To  apply  this  low  standard  without  re- 
striction to  other  asphalts  which  do  not  possess  the  offsetting  qualities 
would  be  dangerous  in  the  extreme.     Because  of  this  and  because  physical 
and  chemical  tests  are  not  always  absolutely  conclusive  in  the  present 
state  of  our  knowledge,  service  tests  are  of  great  value  in  determining  the 
fitnAM  of  an  asphalt  for  paving  purposes.     A  knowledge  of  the  kind  of 
"naterial  from  which  an  asphalt  is  derived  is  extremely  valuable 
when   the  asphalt  is  manufactured  strictly  in  accordance  with 
ethods  of  refining  from  a  particular  crude  material,  it  will  possess 
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certain  characteristics  and  a  product  from  this  crude  which  varies  mark- 
edly from  this  standard  should  not  be  unreservedly  accepted  as  fit  for  use 
until  its  worth  has  been  proved.  The  argument  that  even  in  spite  of  such 
a  departure  from  standard  methods  it  is  still  superior  in  all  respects  to  the 
minimum  acceptable  for  all  other  kinds  of  asphalt  should  not  be  given 
weight  for  the  reasons  above  stated.  It  has  not  been  possible  to  define 
the  effect  of  variations  in  any  one  physical  quality  in  terms  of  increased 
requirements  in  other  qualities.  In  all  cases,  therefore,  the  refining  must 
be  carried  on  with  care  and  by  the  most  approved  methods  in  order  to 
insure  the  production  of  an  asphalt  of  good  quality.  The  finished  product 
is  of  varying  degrees  of  purity,  dej^ending  on  the  kind  and  source  of  the 
crude  material  and  it  is  generally  sold  in  wooden  or  iron  barrels  or  in  tank 


8.    Fluxes 

The  fluxes  now  in  use  are  the  liquid  residues  left  after  distilling  off  the 
lighter  products  from  petroleum.     At  first,  residuums  from  paraffin  base 
petroleums  were  used  almost  exclusively  altho  a  few  natural  malthas  were 
employed  to  a  limited  extent.     Some  of  these  fluxes  contained  as  high  as 
30%  of  scale  paraffin,  tho  the  average  was  8  to  12%,  and  asphalt  cements 
made  with  them  consisted  of  25%  of  flux  and  only  contained  65%  of  bitu- 
men.    The  bitumen  in  these  asphalt  cements,  therefore,  contained  from 
3   to  9%  of  scale  paraffin.     Judging  from  the  excellent  service  record  of 
many  of  these  pavements,  the  presence  of  this  amount  of  scale  paraffin 
in   the  bitumen  could  not  have  been  detrimental,  altho  much  has  been 
said  as  to  the  harmfulness  of  this  ingredient.     Of  late  years  the  use  of 
asphalts  containing  up  to  5%  of  scale  paraffin  has  become  wide  spread 
and  their  service  records  are  excellent,  so  that  the  question  of  paraffin 
contents  is  no  longer  generally  considered  as  of  prime  importance.     Most 
natural  malthas  rapidly  harden  on  heating  and  produce  hard,  pitch-like 
residues.     Their  use  has  therefore  been  abandoned.     Residuums  prepared 
from  asphaltic  and  semiasphaltic  petroleums  are  generally  considered  su- 
perior as  fluxes  to  paraffin  residuums,  owing  to  their  asphaltic  nature. 
The  bulk  of  the  fluxes  now  employed  are  of  this  character.     A  flux  to  be 
suitable  for  use  in  the  paving  industry  must  be  permanent  in  character 
and  stable  under  heat.     It  must  be  a 'good  solvent  for  the  bitumen  of  the 
asphalt  which  is  to  be  softened  with  it  and  must  combine  with  it  in  such 
a  manner  as  to  produce  an  asphalt  cement  possessing  the  necessary  prop- 
erties.    Unless  a  flux  is  free  from  light  oils,  these  oils  will  evaporate  in  the 
pavement  and  soon  leave  the  bitumen  so  hard  that  the  pavement  will 
crack.     Unless  they  will  stand  exposure  to  the  elements  without  being 
rapidly  affected  by  them,  a  similar  result  will  take  place.     They  are  mixed 
with  the  asphalt  at  temperatures  from  149°  C  (300°  F)  to  177°  C  (350°  F) 
and  the  asphalt  cement  so  produced  is  sometimes  kept  at  or  near  this 
temperature  for  several  days.     If  they  decompose  or  volatilise  to  any 
considerable  extent  under  these  conditions,  asphalt  cements  made  with 
them  will  harden  rapidly  in  the  melting  kettles  and  require  the  addition 
of  more  flux  and  such  a  residuum  would  probably  also  harden  rapidly 
in  the  pavement  with  the  effect  above  described.     Unless  they  are  good 
solvents  for  bitumen  they  will  not  properly  soften  a  hard  asphalt  and 
produce  a  homogeneous  cement  in  which  the  hard  bitumens  are  completely 
dissolved  in  the  softer  ones  and  this  will  result  in  a  low  cementing  value 
of  the  asphalt  cement.     If  the  flux  is  a  poor  solvent  for  the  bitumen,  much 
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more  care  and  time  must  be  taken  in  the  preparation  of  the  asphalt  cement 
to  insure  a  complete  solution.  With  limited  kettle  capacity  this  is  a  very 
important  consideration.  Certain  fluxes  are  suited  for  use  with  certain 
asphalts  and  not  with  others.  In  some  cases  this  is  due  to  their  solvent 
action,  but  this  is  not  the  only  consideration.  Certain  asphalts  are  lacking 
to  a  greater  or  less  extent  in  certain  constituents  and  this  lack  can  often 
be  supplied  by  the  use  of  a  suitable  flux.  Other  fluxes  may  be  equally 
good  solvents  but  may  not  contain  sufficient  of  the  lacking  constituents 
and  an  asphalt  cement  made  with  them  might  be  totally  unsuitable,  or 
at  best  of  poor  quality.  An  exhaustive  examination  of  both  asphalt  and 
flux  might  be  sufficient  in  some  cases  te  determine  this  without  a  physical 
test,  but  chemical  analyses  do  not  always  reveal  physical  defects  and  it  is 
customary  therefore  to  actually  flux  some  of  the  asphalt  to  be  used  with 
the  flux  under  examination  and  test  the  physical  properties  of  the  resulting 
asphalt  cement.  Because  a  certain  flux  gives  good  results  with  a  certain 
asphalt  is  no  criterion  that  it  will  be  equally  suitable  for  another  kind  of 
asphalt.  Some  fluxes  of  course  are  more  universally  suitable  than  others. 
In  most  cases  an  undue  amount  of  cracking  in  the  preparation  of  a  re- 
siduum is  undesirable  as  it  is  liable  to  produce  unstable  compounds  in  the 
residuum.  Sometimes,  however,  this  is  not  the  case,  as  a  certain  amount 
of  cracking  may  result  in  the  formation  of  more  stable  compounds  than 
those  originally  present,  provided  the  light  oils  produced  are  removed 
by  distillation.  Desirable  fluxes  should  all  stand  heating  to  163°  C  (325°  F), 
for  5  hr  without  losing  more  than  5%  or  becoming  hard  and  should  flash 
above  177°  C  (350°  F)  to  insure  safety  in  the  plant.  Flux  is  usually  pur- 
chased in  barrels  or  tank  cars. 

9.    Asphalt  Cements 

Essential  CharacteriBticB.  As  previously  indicated,  this  term  is  applied 
to  the  bituminous  cementing  material  which  is  used  to  bind  together  the 
mineral  particles  entering  into  the  composition  of  a  sheet-asphalt  pave- 
ment and  is  prepared  either  by  refining  liquid  bitumen  to  the  proper  con- 
sistency or  by  mixing  a  hard  asphalt  with  a  suitable  flux.  However  pre- 
pared, it  is  essential  that  it  should  possess  certain  properties  in  order  to 
fit  it  for  use  in  the  asphalt  paving  industry.  These  may  be  discussed 
under  the  following  heads:  (1)  Permanence  when  exposed  to  climatic  and 
traffic  conditions;  (2)  permanence  when  exposed  to  working  temperatures 
in  the  manufacture  of  the  pavement;  (3)  lack  of  undue  susceptibility  to 
changes  in  temperature;  (4)  purity;    (5)  cementing  value;  (6)  ductility. 

Permanence  under  Climatic,  Traffic  and  Manufacturing  Conditions. 
The  coating  of  asphalt  cement  which  is  applied  to  each  sand  grain  is  neces- 
sarily very  thin  and  great  permanence  is  therefore  required  to  enable  it  to 
resist  the  deteriorating  influences  of  traffic  and  weather.  Only  those  grains 
which  are  on  the  surface  of  the  pavement  are  directly  exposed  to  climatic 
influences  and  as  they  wear  away  the  grains  below  form  a  new  surface. 
If  this  wear  is  too  rapid  the  pavement  will  not  last  as  long  as  it  should. 
Once  the  bitumen  has  lost  its  cementing  power  the  grains  become  loose 
and  are  washed  or  swept  or  blown  awa"y,  or  ground  out  under  traffic  As- 
phalt pavements  are  expected  under  normal  conditions  to  give  an  average 
of  10  years  of  service  and  during  summer  time  in  a  temperate  climate 
«'*-n  attain  a  temperature  of  60°  C  (140°  F)  or  over.  In  winter,  a  pave- 
Hen  reaches  a  temperature  below  — 18°  C  (0°  F)  and  in  many  cases 
n.ts  are  continually  wet  with  no  opportunity  of  drying  out  for 
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weeks  at  a.  time.  During  all  these  severe  conditions  they  must  success- 
fully carry  the  traffic  passing  over  them,  so  that  the  conditions  affecting 
permanency  are  very  severe  indeed.  The  asphalt  cement  must  resist  the 
disintegrating  and  deteriorating  effect  of  high  and  low  temperatures  and 
extreme  wet,  for  on  its  ability  to  resist  these  influences  depends  the  whole 
integrity  of  the  pavement. 

Won-Susceptibuity  to  Changes  in  Temperature.    When  the  same  min- 
eral aggregate  is  used  pavements  made  with  asphalt  cements  possessing 
different   physical  properties  will  vary  very  considerably.     Some  asphalt 
cements  are  much  more  affected  by  changes  in  temperature  than  are  others; 
that  is,  become  softer  in  summer  and  harder  and  more  brittle  in  winter. 
Within  limits,  this  tendency,  more  especially  the  softening  in  summer,  may 
be  counteracted  by  the  more  careful  selection  and  grading  of  the  mineral 
aggregate.     The  use  of  a  sharper  and  better  graded  sand  and  an  increase 
in  the  quantity  of  dust  or  filler  will  increase  the  stability  of  the  mineral 
aggregate  and  render  the  pavement  less  soft  in  summer.     Under  the  con- 
ditions ordinarily  prevailing,  asphalt  cements  which  vary  considerably  in 
susceptibility  to  changes  in  temperature  may  be  successfully  employed. 
In  certain  localities,  however,  it  is  impossible  to  secure  Bands  of  the  best 
type,  as  previously  noted  under  sands,  and  under  these  conditions  it  may 
be  necessary  to  limit  the  susceptibility  to  changes  in  temperature  of  the 
asphalt  cement  used. 

Purity  is  essential  up  to  the  point  where  it  is  possible  to  use  the  asphalt 
cement  as  a  cementing  material.  A  mixture  containing  only  25%  of  bitu- 
men could  hardly  be  regarded  as  an  asphalt  cement.  Excessive  quantities 
of  mineral  matter  would  make  it  very  difficult  to  melt  such  an  asphalt 
cement  and  keep  it  in  such  a  state  of  agitation  that  it  would  have  a  uni- 
form bitumen  content.  Undesirable  impurities  which  would  tend  to  rot 
or  disintegrate  the  pavement  should  also  be  excluded. 

Cementing  Value.    The  chief,  if  not  the  only,  function  of  the  asphalt 
cement  in  a  pavement  is  to  bind  the  particles  of  the  mineral  aggregate 
together  so  that  it  will  sustain  the  traffic.     It  is  essential,  therefore,  that 
it  should  possess  cementing  value  to  a  very  high  degree.     From  a  theo- 
retical standpoint  the  degree  required  would  depend  upon  the  service  con- 
ditions.    Where  the  sand  is  properly  graded  and  the  grains  are  thus  brought 
together  in  close  contact,  it  is  perhaps  fair  to  assume  that  less  cementing 
value  is  required  than  when  the  grading  is  poor.     Similarly  an  asphalt 
cement  which  is  low  in  cementing  value  might  be  successfully  employed 
on  light  traffic  streets  altho  it  would  fail  under  heavy  traffic.     Certain 
sands  are  much  more  difficult  to  coat  than  are  others  and  in  such  cases 
a  very  high  degree  of  cementing  value  in  the  asphalt  cement  is  absolutely 
essential.     From  the  practical  standpoint,  however,   the  severity  of  the 
conditions  met  with  in  service  makes  it  extremely  dangerous  to  set  up 
anything  but  a  very  high  standard  for  the  cementing  value  of  all  asphalt 
cements  used  in  paving  work.     A  light  traffic  street  of  to-day  may  become 
a  heavy  traffic  street  of  to-morrow  and  the  science  and  art  of  paving  has 
not  reached  that  stage  where  it  is  possible  to  prescribe  definite  cementing 
values  for  certain  conditions. 

Ductility.  Pavements  are  frequently  subjected  to  very  rapid  and  great 
changes  in  temperature,  which  inevitably  produce  expansion  and  con- 
traction. Unless  the  asphalt  cement  possesses  sufficient  ductility,  this 
will  result  in  the  cracking  of  the  pavement  and  for  this  reason  ductility 
is  considered  as  one  of  the  necessary  qualities  of  an  asphalt  cement.     When 
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the  pavement  is  subjected  to  a  considerable  amount  of  traffic,  the  stream 
set  up  by  contraction  and  expansion  are  equalised  to  a  considerable  extern 
and  for  this  reason  pavements  on  light  traffic  streets  are  more  liable  t< 
crack  than  are  pavements  on  streets  carrying  heavy  traffic. 

10.    Theory  of  Sheet-Asphalt  Pavements 

Broadly  speaking,  the  governing  principles  are:  (1)  The  selection  of  s 
mineral  aggregate  of  sufficient  hardness  and  denseness  to  resist  the  abrasive 
action  of  traffic;  (2)  binding  the  various  particles  of  the  mineral  aggregate 
together  in  such  a  way  that  the  pavement  will  maintain  a  smooth  surface 
and  resist   the  disintegrating  action  of  traffic  and  the  elements. 

General  Functions  of  Sand,  Filler  and  Asphalt  Cement.    Relative  cheap- 
ness of  the  various  ingredients  is  of  course  essential.     It  is  probably  cor- 
rect to  assume  that  sand  is  the  last  and  most  permanent  stage  of  the  min- 
eral ingredients  of  the  earth's  crust  and  sooner  or  later  all  rocks  when 
exposed  to  weather  become  reduced  to  the  state  of  sand.     If  the  sand 
particles  were  bound  together  with  a  rigid  cementing  material  it  would 
make  a  hard  unyielding  pavement  and  a  more  or  less  noisy  one  and  ex- 
pansion and  contraction  would  play  a  large  part  in  its  disintegration. 
By  using  a  non-rigid  bituminous  cement  many  of  these  disadvantages 
are  overcome.     As  the  bituminous  cement,  however,  becomes  soft  in  sum- 
mer the  requisite  stability  of  the  pavement  in  hot  weather  must  be  secured 
by  proper  grading  of  the  sand  and  mixing  it  with  a  sufficient  quantity 
of  finely  ground  mineral  filler  so  that  the  voids  between  the  mineral  par- 
ticles shall  be  reduced  to  the  smallest  practicable  size.     The  consistency 
of   the   bituminous  cementing  material  must  be   such  that   it    will   not 
be  too  brittle  in  winter  or  too  soft  in  summer  and  it  must  adhere  tenaciously 
to  the  grains,  bind  them  together  firmly  and  resist  traffic  and  weathering. 
These  broad  general  principles  were  far  from  being  well  understood  at  the 
commencement  of  the  industry.     At  that  time  sand  was  sand  and  the 
function  of  the  filler  was  not  clearly  recognised  and  what  constituted  a 
good  asphalt  or  a  bad  asphalt  was  largely  a  matter  of  advertising  and 
clever  promotion  work.     The  two  factors  influencing  the  design  of  a  sheet- 
asphalt  pavement  to  meet  specific  requirements  are  traffic  and  climatic 
conditions  and  these  affect  both  the  mineral  and  bituminous  ingredients. 
Where  the  traffic  is  dense  and  consists  largely  of  slow  moving,  heavily  loaded, 
iron-tired  vehicles,  it  is  evident  that  the  crushing  strain  on  the  individual 
sand  grains  will  be  very  great.     Where  a  sand  grain  is  crushed  it  leaves 
a  depression  in  the  pavement  in  which  water  can  collect  and  where  a  large 
number  of  these  grains  are  crushed  this  has  a  very  serious  effect  upon  the 
life  of  the  pavement,  more  especially  in  wet  climates.     For  very  heavy 
traffic  of  this  kind  it  is,  therefore,  essential  that  the  proportion  of  10  and 
20-mesh  grains  should  be  very  small  and  in  pavements  laid  in  Glasgow, 
Scotland,  where  the  climate  is  very  wet  and  the  traffic  was  extremely  heavy 
practically  no  grains  coarser  than  40-mesh  were  employed.     This  produced 
a  pavement  which  in  very  hot  weather  would  have  been  somewhat  lacking 
in  stability,  but  as  the  summer  temperatures  in  Glasgow  are  comparatively 
low,  this  was  not  a  serious  defect.     The  stability  of  the  mineral  aggre- 
gate is  greatly  increased  by  the  presence  of  10  and  20-mesh  grains  and 
where  they  are  absent  this  must  be  compensated  for  by  the  use  of  a  filler 
*»  gives  the  maximum  stability  and  if  necessary  by  the  use  of  a  slightly 
asphalt  cement. 
-Asphalt  in  Dry  and  Wet  Climates.    In  very  wet  climates,  espe-  ' 
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dally  when  the  traffic  is  heavy,  the  coating  of  bitumen  on  the"  sand  grains 
must  be  thicker  than  is  required  under  drier  conditions  and  the  tempera- 
ture  at  which  the  ingredients  are  mixed,  as  well  as  the  duration  of  the 
mixing  process  should  be  increased  in  order  to  insure  the  maximum  adherence 
of  trie  bituminous  coating  to  the  sand  grains.     The  deference  between  wet 
and  dry  conditions  on  a  sheet-asphalt  pavement  in  which  the  grains  were 
thinly   coated  with  bitumen  is  clearly  shown  by  a  test  at  the  National 
Physical  Laboratory,  at  Teddington,  England,  in  the  winter  of  1914-1915. 
This  test  was  conducted  by  The  Road  Board  of  Great  Britain  on  its  specially 
designed  road  machine.     In  this  machine  iron-tired  wheels,  each  provided 
with  its  own  motive  power  and  which  can  be  loaded  to  any  desired  extent, 
pass  over  the  surface  of  the  test  pavement  which  is  laid  on  the  concrete 
foundation  of  a  circular  track.     The  same  mixture  had  been  laid  on  a 
considerable  area  of  roads  in  the  immediate  vicinity  of  Teddington,  and 
during   the  dry  weather  immediately  following  their  construction,   gave 
excellent  satisfaction.     This  was  followed  by  a  period  of  unprecedently 
wet  weather  during  which  the  roads  broke  up  very  badly  and  it  was  then 
decided   to  test  the  mixture  in  the  road  machine.     The  mixture  which 
had  failed  was  accordingly  duplicated,  using  the  same  materials,  machinery 
and  men  and  laid  on  the  track  of  the  testing  machine.     Analyses  of  the 
old   and  new  mixtures  showed  them  to  be  substantially  identical.     The 
tent  pavement  analyzed  as  given  in  column  A. 


Bitumen 

Passing  200-mesh  sieve 
Passing  100-mesh  sieve 
Passing  80-meeh  sieve 
Passing  50-mesh  sieve 
Passing  40-mesh  sieve 
Passing  30-mesh  sieve 
Passing  20-mesh  sieve 
Passing    10-mesh  sieve 


8.9% 

116% 

7.0% 

14.7% 

9.2% 

8.4% 

15.6% 

10.0% 

37 . 0% 

28.3% 

12.0% 

134% 

6.6% 

7.8% 

2.5% 

3.4% 

12% 

2.4% 

100.0% 


B 


100.0% 


Under  a  dry  test  this  pavement  lasted  for  weeks  and  showed  no  signs  of 
undue  wear.  The  test  was  then  conducted  under  the  same  conditions 
except  that  the  surface  of  the  pavement  was  kept  continually  wet  and  it 
then  broke  up  so  badly  that  the  machine  had  to  be  stopped  within  a  few 
hours  from  the  time  that  the  wet  test  commenced.  In  order  to  prove 
that  the  materials  used  were  not  at  fault,  a  mixture  using  the  same  machin- 
ery, men,  sand  and  bitumen  was  made  and  tested  in  the  road  machine. 
Owing  to  the  limitations  imposed  by  the  conditions  of  test,  'he  grading 
could  not  be  greatly  improved  but  the  quantity  of  filler  and  asphalt  cement 
was  increased.  This  mixture  analyzed  as  given  in  column  B,  and  stood, 
without  breaking  up,  the  test  given  in  the  table  on  following  page.  For 
purposes  of  comparison  it  should  be  stated  that  the  best  test  which  any 
mixture  has  ever  given  under  similar  conditions  on  this  machine,  which 
was  purposely  designed  to  test  pavements  to  destruction  in  a  comparatively 
limited  time,  was:    Dry  test,  11  hr,  27  min;   wet  test.  96  hr. 
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Duration                         Total  Load  per  Wheel 

Speed  of  Wheels 

75  min 
120  min 
165  min 
120  min 
100  min 
107  min 

11  hr  27  min 

3      cwt 

6^  cwt 
10  cwt 
12  H  cwt 
15  cwt 
20      cwt 

11 .8  cwt  average  load 

1  mile  per  hr 
1  mile  per  hr 
1  mile  per  hr 
1  mile  per  hr 
1  mile  per  hr 
1  mfle  per  hr 

1  mile  per  hr 

Wet  Test 

Duration 

Total  Load  per  Wheel 

Speed  of  Wheels 

60  hr 

12  H  cwt 

6  miles  per  hr 

Sand  Grading  and  Bitumen  Content.    Under  light  traffic  a  sand  con- 
taining a  comparatively  large  proportion  of  coarse  grains  is  desirable  for 
several  reasons.     The  finer  the  grains  the  greater  the  surface  area  to  be 
covered  with  bitumen.     This  can  be  readily  understood  from  a  considera- 
tion of  the  following:   A  1  ft  cube  has  six  sides  each  1  sq  f t  in  area.     Cut 
it  in  two  and  there  are  eight  sides  of  the  same  area  and  each  time  it  is  cut 
new  surfaces  are  created.     Of  two  pavements  each  having  the  same  bitu- 
men content,  the  one  containing  the  larger  proportion  of  coarse  grains 
will  therefore  have  the  thicker  coating  of  bitumen  on  the  grains,  owing 
to  the  smaller  surface  area  which  the  given  quantity  of  bitumen  has  to 
cover.     The  kneading  action  of  traffic  upon  a  pavement  tends  to  equalise 
the  stresses  set  up  by  contraction  and  expansion  and  to  keep  the  life  in 
the  bitumen.     Where  the  traffic  is  very  light,  all  asphalt  pavements  have  a 
tendency  to  crack  for  the  above  reasons  and,  other  things  being  equal, 
those  in  which  the  grains  are  thinly  coated  with  bitumen  crack  first.     In- 
creasing the  amount  of  bitumen  in  a  fine  grained  heavy  traffic  mixture 
would  tend  to  remedy  this,  but  too  much  bitumen  would  render  it  sloppy, 
and  it  would  be  much  more  expensive  to  lay  than  the  coarser  mixture 
carrying  a  lower  percentage  of  bitumen  and  the  coarser  mixture  would 
carry  the  light  traffic  just  as.  well.     The  sand  gradings  which  have  been 
found  to  give  the  best  results  in  practice  for  stability  and  wear  are  given 
elsewhere  under  sand,  as  well  as  the  effect  of  rounded  grains  and  different 
surfaced  grains.     With  the  standard  grading  the  normal  bitumen  content 
of  pavements  in  the  United  States  varies  from  10.5  to  12%  and  except 
under  special  conditions  this  gives  satisfactory  results.     In  England,  where 
the  climate  is  much  wetter  and  the  extremes  of  temperature  not  so  great, 
the  percentage  of  bitumen  varies  from  11  to  13.     Where,  on  account  of 
excessive  moisture,  the  bitumen  must  be  increased  and  the  variations  in 
temperature  are  great,  Portland  cement  is  perhaps  the  best  filler  to  use, 
as  it  increases  the  stability  of  the  mineral  aggregate  to  a  marked  extent. 
It  is  also  advisable  to  increase  the  amount  of  filler  used  up  to  a  maximum 
•      «?,  of  200-mesh  filler  in  the  mixture. 

U  Cement.     On  a  very  heavy  traffic  street  the  stability  of  the 
ls  well  as  the  cementing  strength  of  the  bitumen  is  increased  by 
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hardening  the  asphalt  cement.  The  average  penetration  of  all  asphalt 
cements  used  in  sheet-asphalt  pavements  laid  at  the  present  time  in  the 
United  States  lies  somewhere  between  50  and  60,  but  on  very  heavy  traffic 
streets,  even  in  fairly  cold  climates,  as  low  as  20  has  been  successfully  used. 
On  a  light  traffic  street  a  pavement  laid  with  a  20  penetration  asphalt 
cement  -would  inevitably  crack  badly  but  under  heavy  traffic  the  con- 
traction stresses  are  equalised  almost  as  soon  as  they  are  set  up  and  hence 
cracking  does  not  take  place.  For  normal  traffic  it  is  desirable  to  use  as 
soft  an  asphalt  cement  as  possible  to  offset  the  hardening  effect  of  time 
on  ail  bituminous  cements.  To  do  this  successfully  requires  that  especial 
attention  be  given  to  the  stability  of  the  mineral  aggregate.  This  stability 
is  governed  by  three  main  factors:  (1)  Grading  of  mineral  aggregate; 
(2)  shape  of  sand  grains;    (3)  kind  and  amount  of  filler  used. 

Grading  of  Mineral  Aggregate.    In  an  ordinary  sand  mixture  a  certain 
proportion  of  10,  20  and  30-mesh  grains  add  greatly  to  stability  and  the 
lO-mesh  particles  add  relatively  more  than  do  the  20  and  30-mesh  particles. 
Provided  the  balance  of  the  grading  and  the  shape  of  the  grains  are  satis- 
factory, a  mixture  containing  5,  8  and  10%  of  10,  20  and  30-mesh  grains 
respectively,  will  have  the  requisite  stability.     Increasing  the  percentage 
of  these  sise  grains  up  to  a  reasonable  amount  will,  under  the  conditions 
stated,  increase  the  stability,  but  when  the  traffic  is  heavy,  this  is  objec- 
tionable  for  the  reasons  previously  given.     Where  larger  sised  particles 
are  used,  as  in  binder,  care  must  be  taken  not  to  use  enough  fine  material, 
such  as  sand,  to  force  the  larger  particles  apart,  as  this  will  reduce  the 
stability  of  the  mixture.     In  binder  the  maximum  stability  is  secured  by 
permitting  the  large  particles  of  stone  to  interlock  as  closely  as  possible 
and  filling  up  the  spaces  between  them  with  just  enough  sand  to  reduce 
the  sise  of  the  voids.     In  this  way  the  stones  are  held  more  firmly  in  place 
by  increasing  the  contact  area  of  the  bitumen  coated  particles.     Where 
stone  alone  is  used,  more  especially  if  it  is  not  well  graded,  but  compara- 
tively few  parts  of  any  one  particle  are  in  contact  with  other  particles 
and  the  effective  cementing  action  of  the  bituminous  cement  is  therefore 
reduced  to  the  minimum.     Where  the  mixture  contains  10  to  20%  of 
particles  passing  a  H-in  screen  and  retained  on  a  %-in  screen,  the  balance 
being  made  up  of  particles  passing  a  10-mesh  sieve,  a  very  slight  excess 
of  bitumen  renders  it  very  unstable.     In  such  a  mixture  the  larger  grains 
are  forced  apart  by  an  excess  of  fine  material  and  they  are  sufficiently 
Urge  to  allow  traffic  passing  over  them  to  exert  a  leverage  action  upon 
them  tending  to  displacement  of  the  pavement.     This  is  not  the  case  with 
10,  20  and  30-mesh  grains.     Beyond  a  certain  size,  therefore,  the  addition 
of  coarse  material  does  not  tend  to  increase  stability  unless  it  is  carried 
to  the  point  where  the  coarser  grains  are  permitted  to  interlock  to  the  maxi- 
mum extent  possible. 

Shape  of  Sand  Grains  and  Kind,  and  Amount  of  Filler.  Grains  which  are 
comparatively  round,  and  therefore  move  upon  each  other  readily,  are 
much  less  stable  than  angular  grains.  The  increased  stability  obtained 
by  the  addition  of  finely  ground  filler  to  a  sand  can  readily  be  observed 
by  mixing  filler  with  sand  in  varying  proportions  and  consolidating  the 
dry  mixture  by  successively  placing  small  amounts  of  it  in  a  cylindrical 
vessel  from  1  to  2  in  in  diameter  and  10  to  12  in  high  and  consolidating 
it  by  tapping.  Care  should  be  taken  to  avoid  segregation.  After  a  suffi- 
cient amount  of  filler  has  been  added,  it  will  be  possible  to  turn  the  cylinder 
upside  down  without  any  of  the  mixture  running  out.    In  other  words 
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it  will  pack  dry.     Up  to  a  certain  point  the  ability  to  pack  dry  will 
with  an  increased  proportion  of  filler.     Beyond  that  point,  which  varia 
with  different  sands,  it  will  apparently  decrease  until  the  point  is  reach* 
where  the  mixture  consists  very  largely  of  filler,  when  it  will  again  increase 
For  this  reason  mixtures  composed  almost  wholly  of  100  and  200-meal 
angular  particles,  such  as  are  found  in  French,  Italian  and  German  rod 
asphalt  pavements,  are  exceedingly  stable.     There  is  not  much  apparent 
difference  between  dry  mixtures  made  up  of  the  same  sands  using  lime 
stone  and  Portland  cement  fillers  respectively  of  the  same  degree  of  fineness 
.When  the  bitumen  is  added  to  the  mixture,  however,  the  one  in  whid 
Portland   cement  was  used  will  be  considerably  staffer  to  rake  and  wil 
possess  the  greater  stability.     The  cause  for  this  is  not  clearly  understood 
but  it  evidently  can  not  be  due  to  any  setting  action  of  the  Portland  cement 
as  ithe  grains  are  all  covered  with  asphalt  cement,  thus  excluding  moistun 
from  them  and  the  effect  is  noticeable  as  soon  as  the  hot  mixture  is  mack 
or  dumped  upon  the  street.     The  filler  is  almost  always  added  cold  tc 
the  hot  sand  just  before  it  is  mixed  with  the  asphalt  cement.     If  it  wen 
added  to  the  cold  sand  and  fed  with  it  to  the  drying  drum,  much  of  the 
filler  would  be  carried  off  as  dust  by  the  draught,  besides  which  the  lime- 
stone might  be  decomposed  by  the  heat  and  segregation  would  inevitably 
take  place  in  the  hot  sand  bin.     The  different  batches  would  consequently 
vary  very  greatly  in  mesh  composition.     The  maximum  amount  of  coU 
filler  which  can  be  added  to  a  mixture  obviously  depends  upon  the  ability 
of  the  hot  sand  to  bring  the  mixture  of  sand  and  cold  filler  up  to  the  propel 
temperature  for  mixing  it  with  asphalt  cement.     Too  much  filler  would 
chill  the  sand  to  an  undesirable  extent.     It  would  also  increase  the  amount 
of  bitumen  required  by  the  mixture  and  beyond  a  certain  point  might 
render  it  sloppy.     For  these  reasons  the  amount  of  filler  added  rarely 
exceeds,  under  normal  conditions,   18%  of  the  mixture.     Some  asphalts, 
such  as  Trinidad  and  Mariel  (Cuban),  contain  a  large  proportion  of  finely 
divided  mineral  matter  which  acts  as  a  filler  in  the  mixture  and  this  re- 
duces the  amount  of  filler  necessary  to  add  when  such  asphalt  cements  are 
used.     Amorphous  and  colloidal  fillers,  such  as  clay,  absorb  the  bitumen 
with  which  they  are  coated  and  their  particles  therefore  retain  the  coating 
much  more  tenaciously  than  do  crystalline  and  non-absorbent  particles. 
This  is  undoubtedly  one  of  the  reasons  why  the  use  of  clay  as  a  filler  is 
indicated  from  a  theoretical  standpoint.     For  the  same  reasons  mixtures 
made  with  a  limestone  filler  resist  water  action  much  more  strongly  than 
mixtures  made  with  a  ground  silica  filler.     When  determining  the  amount 
of  filler  to  be  added  to  a  mixture  consideration  must  be  given  to:   (1)  Traf- 
fic and  climatic  conditions;  (2)  kind  and  grading  of  sand;  (3)  mesh  composi- 
tion of  filler;    (4)  mineral  contents  of  asphalt  cement.     In  very  wet  climates 
more  filler  should  be  used    than   is   necessary  under  drier  conditions  in 
order  to  make  a  mixture  in  which  the  voids  are  of  minimum  size,  thus 
preventing  water  from  entering  the  pavement.     Under  these  conditions 
the  percentage  of  200-mesh  filler  in  a  mixture  may  be   carried   as  high 
as   20%.     Under   favorable    climatic   conditions,    with   light   traffic    and 
good  sands,  the  200-mesh  material  in  the  mixture  may   vary  from  8  to 
12%.     Under  heavy  traffic  the  limits  may  be  considered  as  lying  between 
10  and  15%.     As  previously  noted,   200-mesh  sand  is  undesirable   in   a 
pavement,  as  it  tends  to  make  a  mushy  mixture  and  should   not  be  re- 
'Med  as  a  filler.     Where  a  sand  of  suitable   mesh   composition,   as   de- 
bed  under  sand,  contains  practically  the  same  amount  of  100  and  80- 
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grains,  more  filler  can  be  added  to  it  in  certain  cases  than  if  the  pro- 
portion of  80-mesh  grains  was  low.  Mixtures  deficient  in  100  and  80-mesh 
Strains,  especially  the  latter,  are  liable  to  ball  up  and  rake  with  extreme 
difficulty  if  the  normal  amount  of  filler  be  added  to  them.  The  true  rem- 
edy of  course  is  to  secure  sand  with  a  proper  amount  of  80-mesh  material 
in  them.  If  this  is  impossible,  it  is  better  to  use  an  asphalt  cement  which 
m  extremely  fluid  at  ordinary  working  temperatures,  such  as  California 
asphalt,  rather  than  to  reduce  the  amount  of  filler  used  below  the  gener- 
ally established  limits.  Generally  speaking,  Bands  of  rather  unsatisfactory 
mesh  composition  and  having  rounded  grains  require  more  filler  than  do 
sands  of  more  suitable  character.  With  sands  of  this  character  it  is  desir- 
able to  use  an  asphalt  cement  which  does  not  readily  become  fluid  on  the 
application  of  heat. 

Determination  of  Amount  of  Filler  and  Bitumen.  It  is  of  course  always 
necessary  to  determine  what  percentage  of  filler  will  pass  a  200-mesh  sieve. 
If  a  mixture  is  desired  containing  16%  of  200-mesh  material  derived  from 
the  filler  alone,  and  the  filler  contains  75%  of  200-mesh  material,  it  will 
be  necessary  to  use  20%  (15%  -*■  75%)  of  the  filler  in  the  mixture.  The 
mineral  contents  of  an  asphalt  cement  will  of  course  depend  upon  the  com- 
position of  the  refined  asphalt  used  in  it.  Let  it  be  assumed  that  the  re- 
fined asphalt  to  be  used  contains  60%  of  bitumen  and  that  the  balance 
is  finely  divided  mineral  matter  which  can  properly  be  regarded  as  a  filler. 
Assume  further  that  20  lb  of  flux  per  100  lb  of  refined  asphalt  is  to  be  used 
in  the  preparation  of  the  asphalt  cement  and  that  this  asphalt  cement 
will  be  kept  continuously  and  thoroly  agitated.  Its  mineral  and  bitumen 
contents  would  be  determined  by  the  following  calculation:  100  lb  refined 
asphalt  containing  60%  bitumen  =  601b  pure  bitumen;  20  lb  flux  contain- 
ing 100%  bitumen  «■  20  lb  pure  bitumen.  Hence,  120  lb  asphalt  cement  will 
contain  80  lb  pure  bitumen,  equivalent  to  66.6%  of  bitumen.  The  balance, 
33.3%,  in  this  case  is  all  mineral  matter  which  was  assumed  to  be  a  satisfactory 
filler.  If  the  mixture  is  to  contain  11%  of  bitumen,  16.5%  (11%  -*-  66.6%)  of 
this  asphalt  cement  must  be  added  to  it.  From  the  asphalt  cement,  therefore 
the  mixture  would  derive  5.5%  (16.5  —  11)  of  filler  and  if  a  fetal  of  10% 
were  desired,  only  sufficient  filler  must  be  added  to  insure  the  presence 
of  4.5%  (10  —  5.5)  more.  If  the  filler  contains  75%  of  200-mesh  material, 
this  would  require  6%  (4.5%  -5-  75%)  of  filler  to  be  added  to  the  mixture. 
The  proper  amount  of  bitumen  to  add  to  a  mixture  is  not  always  possible 
to  determine  in  advance.  With  a  normal  sand  and  standard  grading  it 
usually  varies  from  1,0.5  to  11.5%  in  the  United  States.  As  previously 
explained,  it  is  a  function  of  the  surface  area  of  the  grains  to  be  covered 
taken  in  connection  with  the  thickness  of  the  coating  desired  to  meet  the 
conditions  involved.  Generally  speaking,  a  mixture  in  which  the  grains 
are  sufficiently  covered  will  produce  a  stain  on  manila  paper  if  the  hot 
mixture  is  placed  on  it,  the  paper  folded  over  and  a  smart  blow  given  to  it. 
The  hotter  the  temperature  of  the  mixture  the  deeper  the  stain.  Bitumens 
which  are  very  liquid  at  149°  C  (300°  F)  will  give  deeper  »tains  than  those 
which  are  less  liquid,  so  that  a  certain  amount  of  nkill  and  experience  is 
necessary  before  the  results  of  the  pat  test  ran  be  correctly  interpreted. 
Once  this  is  acquired,  the  pat  test  is  a  most  valuable  one  for  use  with  normal 
mixtures.  Where  the  conditions  call  for  an  excessively  rich  mixture  the 
test  is  of  no  use,  as  the  paper  is  stained  so  heavily  that  no  conclusions  can 
be  drawn  from  it.  It  frequently  happens  that  two  sands  may  have  ex- 
actly the  same  mesh  composition  and  yet  one  will  require  2  or  3%  more 
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bitumen  than  the  other.  Preliminary  examination  of  the  sand  will  not 
always  reveal  this,  but  the  pat  test  will  invariably  demonstrate  it  con- 
clusively. It  is  also  generally,  but  not  so  positively,  indicated  by  the 
appearance  and  working  of  the  mixture.  Certain  sands  with  rounded 
grains  will  not  take  as  much  as  10.5%  of  bitumen  without  making 
a  mixture  which  is  undesirably  sloppy.  To  the  trained  eye,  the  working 
of  the  mixture  on  the  street  will  usually  suggest  what  changes  should  be 
made  in  it,  and  this  has  been  discussed  at  length  under  methods  of  laying. 
As  all  batches  of  surface  mixture  are  based  on  a  definite  weight  of  sand, 
it  is  customary  to  give  the  plant  foreman  a  formula  based  on  100  lb  of 
sand.  If  the  plant  used  measures  the  sand  instead  of  weighing  it,  the 
volume  of  the  sand  box  must  be  ascertained  as  well  as  the  weight  of  a 
cubic  foot  of  the  dry  hot  sand  which  is  to  be  employed.  A  simple  calcu- 
lation will  then  give  the  number  of  pounds  of  sand  per  batch.  Assume 
that  the  sand  and  filler  have  been  examined  and  that  the  asphalt  cement 
has  been  determined  as  shown  above,  or  by  actual  analysis,  to  contain 
66.6%  of  bitumen.  Also  assume  that  it  has  been  decided  to  add  15  lb 
of  filler  to  every  100  lb  of  sand  and  that  the  finished  mixture  is  to  contain 
11%  of  bitumen.  The  number  of  pounds  of  bitumen  to  add  to  the  above 
mixture  of  sand  and  filler  can  readily  be  calculated  as  follows:  a  =  lb  of 
sand  and  filler  =  115;  b  =  percent  bitumen  in  asphalt  cement  —  66.6%; 
c  =*  percent  bitumen  desired  in  pavement  =  11.0%.     Then 

6  -  c       .666  -  .11        .556 
Hence    the   formula  will  be:    Sand,  100  lb;   dust,  15  lb;   asphalt  cement, 
22.75  lb.     If  the  contents  of  the  sand  box  were  found  to  weigh,  for  example, 
850  lb,  all  the  figures  in  the  above  formula  would  require  to  be  multi- 
plied by  8.5  (850  -5-  100). 

In  connection  with  the  foregoing  discussion,  the  following  table  showing 
the  composition  of  pavements  laid  in  various  cities  of  the  United  States 
and  Great  Britain  may  prove  of  interest. 

The  English  mixtures  are  typical  heavy  traffic  mixtures  for  wet  climates. 
The  Seattle  mixture  is  for  medium  traffic  and  a  wet  climate.  The  poor 
Ottawa  mixture  cracked  very  badly  while  the  one  designated  as  good  has 
given  very  satisfactory  service.  The  poor  Montreal  mixture  also  cracked 
very  badly.  The  balance  of  the  mixtures  are  for  medium  to  heavy  traffic 
and  normal  rainfall  with  the  exception  of  the  old  Washington,  D.  C.,  mix- 
ture, which,  while  very  unorthodox,  gave  good  results  under  very  light 
traffic  and  the  New  Brunswick  mixture,  which  may  be  regarded  as  a  typical 
light  traffic  mixture. 

11.    Inspection  and  Sampling  of  Materials 

Broadly  speaking,  a  comprehensive  system  of  inspection  of  bituminous 
materials  and  pavements  or  roadways  made  from  them  may  be  subdivided 
as  follows:  (1)  Preliminary  inspection  of  raw  materials;  (2)  inspection  of 
materials  and  processes  during  construction  work;  (3)  inspection  of  finished 
work. 

Preliminary  Inspection  of  Raw  Materials.    These  are,  or  should  be, 

assembled  by  the  contractor  sufficiently  in  advance  of  starting  the  work 

to  permit  of  their  being  tested.     They  usually  consist  of  refined  asphalt 

asphalt  cement;    residuum  flux;    crushed  stone  or  gravel;    sand;    and 

\     All  of  these  materials  should  be  sampled  from  deliveries  actually 

land  on  the  work.     Except  where  the  manufacture  of  the  material 
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id  inspected  at  the  refinery,  this  rule  should  never  be  departed  from  in  the 
case  of  the  bituminous  materials  themselves;  that  is,  the  refined  asphalt 
or  asphalt  cement  and  the  residuum  flux.  In  the  case  of  the  materials 
which  constitute  the  mineral  aggregate  of  the  pavement  or  roadway,  con- 
tractors are  often  unable  to  judge  themselves  whether  or  not  a  particular 
material  passes  the  requirements  of  the  specifications  and  before  placing 
their  order  for  them  they  frequently  submit  samples  obtained  from  differ- 
ent dealers  for  approval.  In  the  case  of  crushed  stone  or  gravel,  these 
samples  usually  fairly  represent  the  kind  of  material  which  will  be  delivered. 
This  is  also  true  in  the  case  of  filler.  With  sands,  however,  samples  sub- 
mitted by  the  dealers  frequently  vary  very  greatly  from  actual  deliveries. 
It  often  happens  that  the  selection  of  sand  has  not  been  given  sufficient 
attention  or  has  been  deferred  until  the  last  moment,  with  the  result  that 
no  really  suitable  samples  are  submitted.  In  such  cases  it  is  frequently 
to  the  interest  of  all  parties  concerned,  alt  ho  perhaps  not  strictly  the  duty 
of  the  inspector,  to  personally  visit  and  examine  available  sources  of  sand 
in  the  immediate  neighborhood.  In  this  way  much  better  material  may 
often  be  obtained  than  would  otherwise  be  the  case. 

Sand  and  gravel  banks  are  usually  stratified  and  where  the  deposit  has 
been  made  from  comparatively  still  water  the  lower  strata  will  usually 
contain  coarser  material  than  the  upper  strata.  In  every  case  the  sand 
dealer  should  be  impressed  with  the  necessity  of  carefully  stripping  the 
top  of  the  bank  to  remove  deposits  of  clay,  loam,  etc,  as  this  material  is 
undesirable  and  will  usually  ball  up  in  the  heating  drums.  Where  the 
strata  vary  considerably  and  can  not  be  dug  separately,  it  will  be  neces- 
sary to  take  an  average  sample  of  the  run  of  the  face  of  the  bank  in  order 
to  determine  what  will  be  the  composition  and  character  of  the  average 
output  of  the  deposit.  In  certain  cases  it  is  necessary  to  select  definite 
strata  and  have  all  the  sand  taken  from  them.  In  other  cases  the  sand 
is  dredged  from  river  or  creek  beds  and  in  order  to  obtain  a  satisfactory 
supply  it  is  sometimes  necessary  to  go  on  board  a  dredge  with  a  set  of 
screens  and  a  sand  scale  and  sample  the  sand  obtained  from  various  por- 
tions of  the  river-bed.  When  prospecting  outlying  country  for  available 
sand  deposits,  a  small  frying  pan  is  a  very  convenient  utensil  to  carry, 
together  with  the  sand  sieves  and  scales.  By  means  of  it,  samples  of  sand 
taken  from  various  pits  can  be  dried  over  a  small  fire  and  sifted  on  the 
spot,  which  avoids  the  necessity  of  carefully  marking  them  for  identifica- 
tion and  taking  a  lot  of  samples  back  to  the  laboratory  or  office.  When 
securing  samples  of  materials  for  examination,  these  should  be  carefully 
selected  so  that  they  really  represent  an  average  of  the  materials.  The 
quantities  necessary  for  examination  are  about  as  follows:  Refined  asphalt 
or  asphalt  cement,  1  lb;  residuum  flux,  ^  to  1  quart;  crushed  stone  or 
gravel,  1  to  3  lb;  sand,  1  lb;  filler,  ^  lb.  When  these  are  sent  to  a  central 
testing  laboratory  they  should  be  plainly  marked  with  the  following  informa- 
tion: Kind  of  material;  date  material  was  received  at  paving  yard;  date 
when  sample  was  sent;  quantity  of  material  represented  by  sample; 
name  of  manufacturer  or  from  whom  purchased;  name  of  paving  con- 
tractor who  is  to  use  the  material  represented  by  the  samples;  name  of 
city  or  town  in  which  work  is  being  done. 

Method  of  Obtaining  Samples.     Refined   Asphalt.     This   is    usually 

shioped  in  barrels  containing  from  300  to  500  lb  each.     It  will  depend  on 

instances  and  the  quantity  of  material  on  hand  how  many  barrels  should 

cammed.     Where  the  barrels  are  marked  with  the  dates  or  batch 
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numbers  and  different  batches  are  represented,  it  will  usually  be  sufficient 
to  take  a  single  sample  from  each  batch.  Certain  specifications  give  a 
permissible  limit  of  variation  in  the  penetration  or  consistency  of  different 
shipments  of  asphalt.  In  such  cases  it  will  be  necessary  to  test  for  pene- 
tration a  sample  from  each  batch  number,  in  which  case  all  of  the  samples 
taken  must  be  kept  separate.  Where  no  such  provision  is  included  in  the 
specifications  and  the  inspector  is  assured  from  his  past  experience  that  the 
particular  manufacturer  from  whom  the  material  was  purchased  is  careful 
in  his  output,  a  fewer  number  of  samples  will  be  necessary  than  under  other 
circumstances.  In  some  cases  an  average  sample  made  up  of  different 
aamples  taken  from  the  requisite  number  of  barrels  will  be  all  that  is  re- 
quired. The  packages  or  barrels  used  by  different  manufacturers  are  very 
often  characteristic  of  the  product,  and  this  is  also  true  of  the  odor  and 
general  appearance  of  the  material.  A  qualified  inspector  will  often  be 
able  to  determine  from  observation  whether  or  not  the  contractor's  state- 
ment as  to  the  source  of  the  material  which  he  intends  to  use  is  correct. 
In  taking  the  samples,  material  should  be  selected  which  is  free  from  dirt, 
etc,  and  which  has  not  been  exposed  to  the  air.  In  other  words,  a  piece 
of  refined  asphalt  should  not  be  taken  from  the  top  or  immediately  adjacent 
to  the  outside  of  the  barrel. 

Asphalt  Cement.  This  is  quite  often  shipped  in  tank  cars  and  in  such 
cases  a  single  sample  taken,  preferably  after  the  contents  of  the  car  have 
been  melted,  will  be  sufficient. 

Crushed  Stone  or  Gravel.  Various  samples  from  different  portions  of 
the  pile  should  be  taken  and  mixed  together,  and  from  the  mixed  portion 
sufficient  should  be  selected  for  test.  It  is  always  advisable  to  dig  into 
the  surface  of  the  pile  a  little  way  in  order  to  get  material  which  has  not 
been  exposed  to  the  atmosphere  and  which  possibly  has  lost  thru  the  action 
of  wind  or  rain,  or  both,  a  considerable  portion  of  its  fine  material. 

Sand.  It  is  almost  impossible  to  secure  a  fairly  representative  sample 
of  dry  sand,  as  the  coarser  grains  have  a  different  angle  of  flow  from  the 
finer  grains  and  are  found  in  different  portions  of  the  pile.  The  pile  should 
always  therefore  be  dug  into  some  distance  below  the  surface  until  damp 
sand  is  reached.  After  sampling  the  pile  in  this  way  in  a  number  of  places, 
the  samples  so  obtained  should  be  mixed  together  and  sufficient  taken  for 
test  from  the  mixed  lot. 

Filler.  This  is  usually  Portland  cement  or  finely  ground  limestone 
dust,  and  comes  in  bags.  No  particular  difficulty  attends  the  sampling 
of  this  material,  but  a  sufficient  number  of  bags  should  be  opened  and 
samples  obtained  from  them  and  mixed  together  in  order  that  the  sample 
sent  for  test  shall  correctly  represent  the  average  quality  of  the  material. 
The  examination  of  the  samples  so  obtained  is  usually  conducted  in 
accordance  with  detailed  specifications.  As  these  vary  somewhat  in  their 
requirements,  it  is  impossible  to  lay  down  a  general  rule  which  will  cover 
the  examination  of  raw  materials  for  paving  work.  After  the  materials 
have  been  examined  in  the  laboratory  and  found  to  be  suitable  for  the 
work  and  in  accordance  with  the  specifications,  the  inspector  can  frequently 
be  of  great  service  in  suggesting  to  the  contractor  the  best  formula  to  use. 
All  paving  specifications  allow  considerable  leeway  as  to  the  composition 
of  the  mineral  aggregate  and  the  percentage  of  bitumen  required  in  the 
mixture.  Sometimes  the  decision  lies  entirely  with  the  engineer  on  the 
work  and  where  he  is  fully  competent  to  decide  these  questions  it  should, 
of  course,  be  left  to  him.     As  the  contractor  usually  has  to  assume  a  r 
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antee  on  the  completed  work,  he  naturally  feels  tiiat  he  should  be  con- 
sulted as  to  the  formula  used.  Sometimes  his  desire  to  reduce  the  cost 
of  his  work  will  lead  him  to  employ  a  formula  which,  while  complying  with 
the  minimum  requirements  of  tho  specifications,  is  really  not  suited  to 
the  work  in  hand.  Whenever  possible,  cooperation  between  the  Inspector 
and  the  contractor  will  always  secure  the  best  results  and  a  little  tact  used 
in  this  connection  will  usually  be  all  that  is  required.  It  frequently  hap- 
pens that  two  or  more  kinds  of  sand  or  stone  have  to  be  mixed  together 
in  order  to  secure  a  suitable  mineral  aggregate.  Many  contractors  are 
exceedingly  careless  in  keeping  their  different  kinds  of  materials  separated. 
Unless  this  is  done  it  is  impossible  to  make  a  uniform  mixture  of  the  various 
materials  and  provision  for  the  piling  in  separate  and  convenient  places 
of  the  different  materials  should  always  be  made  before  they  are  delivered. 
This  is  a  very  important  consideration  and  lack  of  attention  to  it  will  not 
only  hamper  the  execution  of  the  work  but  impair  its  quality  as  well. 
It  is  necessary  and  advisable  to  impress  on  all  the  dealers  furnishing  raw 
materials  the  necessity  of  a  uniform  supply.  This  is  particularly  the  case 
with  sand  dealers,  who  are  often  small  men  who  have  been  accustomed 
to  supply  sand  to  builders  and  parties  requiring  it  in  small  amounts.  Almost 
invariably,  men  of  this  type  will  not  realize  the  great  difference  which  a, 
to  them,  small  variation  in  the  mesh  composition  of  the  sand  will  make 
to  the  paving  contractor. 

12.    Specifications  for  Materials 

The  following  specifications  for  materials  used  in  sheet-asphalt  pavements 
were  adopted  in  1916  by  the  Am.  Soc.  Mun.  Imp. .  At  the  conclusion  of 
the  specifications  comments  and  explanations  pertaining  to  several  sections 
of  the  specifications  have  been  appended. 

"  2.  The  materials  used  must  comply  with  the  requirements  of  these  specifications 
and  be  suitable  for  use  upon  the  street  or  streets  to  be  paved.  They  shall  be  mixed 
in  definite  proportions  by  weight,  depending  upon  their  character,  and  the  traffic 
upon  the  street,  and  such  materials  and  proportions  must  be  satisfactory  to  the  Engi- 
neer. 

44  3.  Methods  of  Testing.  All  tests  herein  specified  must  be  conducted  according 
to  official  methods  on  file  in  the  office  of  the  Engineer.  All  penetrations  at  25°  C 
(77°  F)  are  expressed  in  hundredths  of  a  centimeter  and  are  to  be  taken,  .except  where 
otherwise  specified,  with  a  No.  2  needle  acting  for  5  sec  without  appreciable  friction 
under  a  total  weight  of  100  g. 

"  4.  Refined  Asphalts.  The  refined  asphalts)  admitted  under  these  specifications 
shall  be  prepared  from  a  natural  mineral  bitumen,  either  solid  or  liquid,  or  from  com- 
binations  thereof,  by  such  methods  of  refining  as  will  produce  a  product  complying 
with  the  requirements  hereinafter  given. 

"The  preparation  and  refining  of  all  asphalts  admitted  under  these  specificatione 
shall  be  subject  to  such  inspection  at  the  paving  plants  and  refineries  as  the  Engineer 
may  direct.  Every  refned  asphalt  admitted  under  these  specifications,  if  required 
by  the  Engineer,  shall  be  equal  in  quality  to  the  recognized  standard  for  its  particular 
kind  or  type  of  asphalt.  If  desired,  the  Contractor  may  use  an  asphalt  cement  pre- 
pared at  the  refinery.  To  be  acceptable  this  asphalt  cement  must  comply  with  the 
foregoing  general  requirements  for  refined  asphalt,  as  well  as  requirements  a,  b,  c,  d, 
and  e  for  asphalt  cement. 

"Asphalt  obtained  by  the  refining  of  natural  liquid  bitumens  shall  not  be  reduced 
in  the  refining  process  to  a  penetration  at  25°  C  (77°  F)  of  less  than  30. 

"All  refined  asphalts  admitted  under  these  specifications  must  comply  with  the 
following  requirements. 

•    All  shipments  of  refined  asphalt  of  any  one  kind  shall  have  the  batch  number 
'y  .marked  on  each  package  or  container  and  shall  be  uniform  in  consistency 


Art.  12  Specifications  for  Materials  967 

and  composition  and  shall  not  vary  from  maximum  to  minimum  more  than  15  points 
in  penetration  at  2$°  C  (77°  F). 

b.  Ninety-eight  and  one-hall  per  cent  of  the  total  bitumen  of  all  refined  asphalts 
•hall  be  soluble  in  carbon  tetrachloride. 

c  When  made  into  an  asphalt  cement  by  the  use  of  such  materials  and  methods' 
as  are  described  in  these  specifications,  they  must  produce  an  asphalt  cement  com- 
plying with  all  the  requirements  elsewhere  set  forth  herein  for  asphalt  cements. 

"  5.  Fluxes.  These  shall  be  the  residues  obtained  by  the  distillation  of  paraffin, 
asphaltic,  or  semiasphaltic  petroleums.  They  shall  be  of  such  character  that  they 
will  combine  with  the  asphalt  to  be  used  to  form  an  acceptable  and  approved  asphalt 
cement  complying  with  the  requirements  of  these  specifications.  All  residuums 
must  pass  the  following  general  tests: 

a.  They  must  have  a  penetration  greater  than  860  with  a  No.  2  needle  at  25°  C 
(77°  F)  under  a  60  g  weight  for  1  sec 

b.  They  shall  have  a  specific  gravity  at  25°  C  (77°  F)  between  0.92  and  1.02. 

c  When  20  g  of  the  .flux  is  heated  for  5  hr  at  163°  C  (326°  F)  in  a  tin  box,  2\i  in 
in  diameter  and  %  in  deep,  after  the  manner  officially  prescribed,  the  loss  shall  not 
exceed  6%  by  weight  and  the  residue  left  after  such  heating  shall  flow  at  25°  C  (77°  F). 

d.  They  shall  not  flash  below  177°  C  (350°  F)  when  tested  in  a  closed  oil  tester. 

e.  They  shall  be  soluble  in  carbon  tetrachloride  to  the  extent  of  not  less  than  99%. 
"  fc.  Binder  Stone.    This  shall  be  clean,  hard,  broken  stone,  free  from  any  particles 

that  have  been  weathered,  or  are  soft.  If  the  stone  does  not  contain  the  proper  amount 
of  material  passing  the  H-in  screen,  the  deficiency  may  be  made  up  by  the  addition 
of  gravel  or  sand.  Ninety-five  percent  of  the  binder  aggregate  shall  pass  a  screen 
having-  circular  openings  whose  diameter  shall  be  •three-fourths  the  thickness  of  the 
binder  course  to  be  laid.  The  remaining  5%  shall  not  exceed  in  their  largest  dimen- 
sion the  thickness  of  the  binder  course  to  be  laid.  The  binder  aggregate  shall  be  so 
graded  from  coarse  to  fine  as  to  have  the  following  mesh  composition,  sieves  to  be  used 
in  the  order  named: 

Passing  4         Total  passing 

10-mesh 

H-in  circular  opening  and  retained  on  10-mesh. 

"The  above  limits  as  to  mesh  composition  are  intended  to  provide  for  such  permis- 
sible variations  as  may  be  rendered  necessary  by  the  available  sources  of  supply  and 
the  character  of  the  work  to  be  done.  The  mesh  composition  and  character  of  the 
stone  may  be  varied,  within  the  limits  above  specified,  at  the  discretion  of  the  Engi- 
neer, depending  upon  the  kind  of  asphalt  used  and  the  traffic  conditions  upon  the 
street  or  streets  to  be  paved. 

M  T.  Sand.  The  sand  shall  be  hard,  clean  grained  and  moderately  sharp.  On 
sifting  it  shaU  have  the  following  mesh  composition,  sieves  to  be  used  in  the  order 


!         Total  passing 
H-in 85  to  85% 


Total  passing  10-mesh  and  retained 
on  40-mesh 12  to  45% 


200-mesh 0  to    5% 

1En^an1r:^^^ 

60-mesh  and  retained  on    80-mesh..   5  to  40%    on  2^m^ 20  to  40% 

40-mesh  and  retained  on    60-mesh . .  5  to  30% 

80-mesh  and  retained  Jon    40-mesh . .   6  to  25% 

20-mesh  and  retained  on    80-mesh..   5  to  15% 

10-mesh  and  retained  on    20-mesh . .  2  to  10% 
8-mesh  and  retained  on    10-mesh . .  0  to    5% 

"On  very  light  traffic  streets  a  coarser  sand  may  be  used  with  the  approval  of  the 
Engineer,  but  in  no  case  shall  a  sand  be  employed  that  contains  less  than  a  total  of 
16%  passing  an  80-mesh  sieve,  such  total  to  contain  not  more  than  5%,  calculated 
on  the  original  sand,  passing  a  200-mesh  sieve,  or  a  mixture  of  75%  of  sand  of  the 
character  above  specified  and  25%  of  stone  screenings  passing  a  yi-in  screen  and 
retained  on  a  10-mesh  sieve  may  be  employed. 

"The  above,  limits  as  to  mesh  composition  are  intended  to  provide  for  such  per- 
missible variations  as  may  be  rendered  necessary  by  the  available  sources  of  supply. 
and  the  character  of  the  work  to  be  done,  it  being  understood  that  the  coarser  per- 
missible grading  is  intended  for  use  on  light  and  medium  traffic  streets  only,  and 
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for  heavy  traffic  street*,  the  finer  grading  shall  be  required.  The  mesh  composition 
and  character  of  the  sand  shall  be  varied,  within  the  limits  above  specified  by  the  Engi- 
neer depending  upon  the  kind  of  asphalt  used  and  the  traffic  conditions  upon  the 
street  or  streets  to  be  paved. 

"  Filler.  This  shall  be  thoroly  dry  limestone  dust  or  Portland  cement,  the  whole 
of  which  shall  pass  a  SO-mesh  sieve  and  at  least  66%  of  which  shall  paw  a  200-mesh 
sieve.  The  surface  mixture  shall  contain  from  6  to  20%  of  this  filler,  depending  upon 
the  kind  of  sand  and  asphalt  used  and  the  traffic  conditions  upon  the  street  or  streets 
to  be  paved. 

"8.  Samples.  One  pound  samples  of  the  refined  asphalt,  petroleum  flux  and 
asphalt  cement  that  the  Contractor  proposes  to  use  in  his  work,  together  with  a  state- 
ment as  to  the  source,  character  and  proportions  of  the  materials  composing  them, 
must  be  handed  in  with  his  bid  and  no  contract  shall  be  awarded  to  any  bidder  whose 
samples  do  not  comply  in  every  respect  with  those  specifications.  No  asphalt  other 
than  that  specified  in  his  bid  shall  be  used  by  any  Contractor  except  with  the  written 
consent  of  the  Engineer  and  provided  that  it  complies  in  all  respects  with  the  require- 
ments of  these  specifications. 

"In  addition  to  the  samples  submitted  with  the  bid,  other  samples  taken  from  and 
actually  representative  of  the  refined  asphalt,  petroleum  flux,  sand  filler  and  binder  stone 
to  be  used  upon  the  street  shajl  be  submitted  to  the  Engineer  before  the  use  of  such 
materials  in  the  work  is  permitted.  Except  at  his  option,  no  work  on  binder  or  surface 
shall  be  commenced  within  3  weeks  from  the  date  when  such  samples  were  submitted 
and  in  no  case  shall  they  be  used  until  they  have  been  examined  and  approved  by  him. 
Whenever,  during  the  course  of  the  work,  new  deliveries  of  paving  materials  are  re- 
ceived by  the  Contractor,  samples 'of  these  shall  at  once  be  submitted  to  the  Engineer 
and  their  use  in  the  work  will  not  be  permitted  until  they  have  been  examined  and 
approved  by  him. 

"  9.  Asphalt  Cement  Preparation.  The  asphalt  cement  shall  be  composed  of  re- 
fined asphalt,  or  asphalts  and  flux,  where  flux  is  required,  of  the  character  elsewhere 
herein  specified  and  must  be  of  a  suitable  degree  of  penetration. 

"The  proper  proportions  of  the  refined  asphalt,  or  asphalts,  and  flux  shall  be  melted 
together  at  a  temperature  between  135°  and  204°  C  (275°  and  400°  F)  and  thoroly 
agitated  by  suitable  appliances  until  they  are  completely  blended  into  a  homogeneous 
asphalt  cement.  Thereafter  the  asphalt  cement  must  not  be  heated  to  a  temperature 
exceeding  177°  C  (350°  F).  If  the  asphalt  cement  contains  material  that  will  separate 
by  subsidence  while  it  is  in  a  molten  condition,  it  must  be  thoroly  agitated  before 
drawing  from  storage  and  while  in  use  in  the  supply  kettles.  Excessive  agitation 
with  steam  or  air  which  will  injure  the  cement  must  not  be  used. 

"The  refined  asphalt  or  asphalts  and  flux  comprising  the  asphalt  cement  shall, 
when  required,  be  weighed  separately  in  the  presence  of  the  authorised  inspec.tots 
or  agents  of  the  Engineer. 

"  10.  Asphalt  Cement  Requirements.  The  asphalt  cement  shall  comply  with  the 
following  requirements: 

a.  It  shall  be  thoroly  homogeneous. 

b.  It  shall  have  a  penetration  at  25°  C  (77°  F)  of  from  30  to  66  for  heavy  traffic 
streets  and  56  to  85  for  light  traffic  streets  depending  upon  the  sand  and  asphalt  used 
and  the  local  climatic  conditions. 

c.  It  shall  not  flash  below  177°  C  (350°  F)  when  tested  in  a  closed  of!  tester. 

d.  When  20  g  of  the  asphalt  Is  heated  for  5  hr  at  163°  C  (825°  F)  in  a  tin  box,  2H 
in  in  diameter  and  U  in  deep,  after  the  manner  officially  prescribed,  the  loss  shall 
not  exceed  5%  by  weight  and  the  penetration  at  25°  C  (77°  F)  of  the  residue  left  after 
such  heating  must  not  be  less  than  one-half  the  penetration  at  25°  C  (77°  F)  of  the 
original  sample  before  heating. 

e.  Either  the  asphalt  cement  or  its  pure  bitumen  when  made  into  a  briquette,  Dow 
mold,  shall,  at  50  penetration,  25°  C  (77°  F),  have  a  ductility  of  not  less  than  80  cm 
at  25°  C  (77°  F) ;  the  two  ends  of  the  briquette  to  be  pulled  apart  at  the  uniform  rate 
of  5  cm  per  min. 

When  the  asphalt  cement  as  used  has  a  penetration  other  than  60  at  25°  C  (77°  F) 

an  increased  ductility  of  2  cm  will  be  required  for  every  5  points  in  penetration  above 

)  penetration  and  a  corresponding  allowance  will  be  made  below  60  penetration/ 


M 
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Comments  and  Explanations  of  sections  of  the  Am.  Soc.  Mun.  Imp. 
1916  specifications. 

Sections  4  and  10.  Under  these  specifications  asphalt  prepared  by  refining  hard 
native  bitumens,  Boft  native  bitumens  and  asphaltic  petroleums  or  combinations 
thereof  are  admitted  provided  that  the  refining  processes  are  carried  on  in  such  a 
way  as  not  to  injure  the  materials  and  provided  that  the  finished  product  is  or  is 
capable  of  producing  an  asphalt  cement  possessing  the  essential  qualities  for  paving 


Section  4,  Paragraph  1.  Different  asphalts  possess  different  properties  in  varying 
degrees  and  it  is  the  sum  of  these  properties  which  determines  their  fitness  for  paving 
work.  In  establishing  a  minimum  permissible  standard  for  each  essential  quality  it 
is  obvious  that  any  one  asphalt  will  probably  exceed  this  minimum  in  one  or  more 
instances.  It  is  not  intended  to  encourage  the  production  of  an  asphalt  which  shall 
only  just  pass  the  minimum  requirements  in  every  respect.  Hence  the  clause  in  the 
second  paragraph  of  section  4  requiring  that  all  asphalts  "shall  be  equal  in  quality 
to  the  recognized  standard  for  its  particular  kind  or  type  of  asphalt"  and  to  insure 
this,  provision  is  made  for  inspection  at  the  refinery.  Asphalts  made  from  a  certain 
crude  might  be  so  treated  as  to  injure  them  materially  and  yet  just  bring  them  within 
the  minimum  requirements. 

Section  4*  Clause  a.  Comparative  uniformity  in  consistency  or  penetration  is 
very  desirable  as  tending  to  produce  uniformity  in  the  asphalt  cement  prepared  at 
the  paving  plant,  as  once  the  requisite  amount  of  flux  is  determined,  it  will  not  have 
to  be  changed  materially.  Marking  the  barrels  with  batch  numbers  makes  it  possible 
to  sample  the  contents  of  a  car  satisfactorily  without  opening  an  excessive  number 
of  barrels.  Without  this  precaution,  three  or  four  samples  taken  from  a  car  containing 
barrels  from  several  batches  might  all  come  from  the  same  batch. 

Section  4,  Paragraph  S  and  Clause  b.  Overheating  or  too  prolonged  heating  is 
herein  guarded  against. 

Section  8.  This  provides  generally  for  the  use  of  a  suitable  flux  and  one  which, 
regardless  of  its  composition  or  characteristics,  must  combine  with  the  refined  asphalt 
used  to  produce  an  acceptable  asphalt  cement.  Fluxes  might  pass  all  the  tests  pre- 
scribed and  yet  be  unsuitable  for  use  with  a  given  asphalt  even  tho  they  were 
satisfactory  with  other  asphalts. 

Section  8,  Clause  a.  This  provides  for  a  liquid  flux  because  without  this  provision 
certain  solid  asphalts  might  be  claimed  to  be  fluxes  and  therefore  exempted  from  the 
requirements  governing  solid  asphalts. 

Section  f,  Clause  b.    This  prevents  the  use  of  too  light  or  too  heavy  a  flux. 

Section  f,  Clause  c  This  limits  the  percentage  of  light  oils  and  the  hardening 
doe  to  their  evaporation.  A  flux  which  hardened  unduly  under  heat  would  produce 
an  asphalt  cement  which  would  harden  rapidly  in  the  kettles  and  in  the  pavement 
after  it  was  laid. 

Section  8,  Clause  d.  This  insures  a  flux  which  will  not  produce  dangerous  quanti- 
ties of  inflammable  vapor  when  used  in  the  plant. 

Section  8,  Clause  e.  To  a  certain  extent  this  clause  is  intended  to  prevent  over- 
heating to  such  an  extent  as  to  decompose  the  flux  or  crack  it  to  an  undesirable  degree. 

Section  «.  This  specifies  the  kind  and  size  of  stone  to  be  used  for  binder  and 
would  appear  to  call  for  no  detailed  comment  other  than  that  which  already  has 
been  given  under  binder  stonb. 

Section  7.  This  describes  the  sand.  The  limits  given  are  sufficiently  wide  to 
provide  for  both  light  and  heavy  traffic  mixtures.  These  limits  are  of  course  wider 
than  should  be  applied  to  any  particular  set  of  conditions.  Under  the  provisions 
of  this  section  the  engineer  may  and  should  narrow  the  limits  to  suit  the  conditions 
prevailing  upon  the  streets  to  be  paved  and  the  available  local  material  This  is 
fatly  discussed  under  sand. 

Section  7,  Paragraph  4.  The  provisions  of  this  section  are  in  accord  with  the  prin- 
ciples disnwBod  under  filler. 

Section  8.  This  is  an  important  section,  more  especially  where  it  relates  to  the 
samples  to  be  taken  from  the  materials  which  are  actually  to  be  used  in  the  work 
and  have  been  assembled  for  that  purpose.  Bidding  samples  are  required  of  only  the 
refined  asphalt,  flux  and  asphalt  cement  and  these  of  course  must  comply  with_the 
requirements  of  the  specifications  in  order  to  insure  consideration  of  the  bid.    *"* 
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are  frequently  made  a  long  time  in  advance  of  the  work  and  it  often  happens  that 
the  materials  supplied  to  the  contractor  are  not  exactly  the  same  as  his  bidding  wimples. 
When  the  variation  is  slight,  this  is  not  an  important  matter,  but  he  should  not  he 
permitted  to  change  the  character  and  kind  of  the  materials  without  the  knowledge 
and  consent  of  the  engineer.  Samples  of  sand  and  stone,  if  obtained  from  dealers, 
frequently  differ  greatly  from  actual  deliveries  made  by  them.  For  this  reason,  samples 
should  be  taken  from  actual  deliveries  before  too  great  an  amount  has  accumulated 
at  the  plant.  If  the  samples  are  unsatisfactory,  rejection  will  then  not  work  great 
hardship  to  the  contractor.  It  is  often  difficult  to  obtain  satisfactory  sand  and  it  may 
be  necessary  to  prospect  for  and  open  new  pits.  This  takes  considerable  time  and 
unless  the  samples  are  secured  sufficiently  in  advance,  laying  of  the  binder  and  surface 
may  be  delayed,  which  in  many  cases  is  very  undesirable.  ,  Contractors  are  prone  to 
delay  the  furnishing  of  working  samples  until  the  last  moment,  hence  the  provisions 
contained  in  this  section  as  to  the  time  for  handing  in  these  samples. 

Section  9.  This  describes  the  preparation  of  the  asphalt  cement  and  involves 
principles  previously  discussed  at  length.  The  provision  for  a  maximum  temperature 
of  204°  C  (400°  F)  during  fluxing  is  to  provide  for  those  asphalts  which  are  difficultly 
soluble  in  the  flux.  Once  the  solution  is  complete,  the  maximum  temperature  is 
limited  to  177°  C  (350°  F). 

Section  10,  Clause  a.  This  clause  is  intended  to  insure  that  the  flux  and  refined 
asphalt  are  in  complete  solution  and  that  any  finely  divided  mineral  matter  which 
the  asphalt  cement  may  contain  is  evenly  and  uniformly  distributed  thruout  its  mass. 

Section  10,  Clause  b.  This  provides  that  the  asphalt  cement  shall  be  of  a  suitable 
consistency  (penetration)  for  the  use  intended.  The  reasons  for  varying  the  pene- 
tration in  accordance  with  the  traffic  are  fully  discussed  under  theory  op  SHEET- 
ASPHALT  PAVEMENTS. 

Section  10,  Clause  c.  This  insures  an  asphalt  cement  which  will  not  produce 
Jangerous  quantities  of  inflammable  vapor  when  used  in  the  plant  and  also  limits 
the  amount  of  light  oils  which  it  may  contain. 

Section  10,  Clause  d.  This  also  limits  the  percentage  of  light  oils  which  the  as- 
phalt cement  may  contain  and  prevents  the  use  of  an  asphalt  cement  which  would 
harden  too  rapidly  in  the  kettles  and  in  the  pavement.  The  test  described  herein 
indicates  the  extent  to  which  bitumens  in  the  course  of  time  lose  their  more  volatile 
hydrocarbon  constituents  and  the  hardening  resulting  from  volatilization  and  .chemical 
change.  It  may  be  considered  as  an  accelerated  exposure  test  and  the  limita  given 
have  proven  safe  in  actual  practice. 

Section  10,  Clause  e.  The  necessity  for  dudlity  has  been  fully  discussed  under 
asphalt  cement  and  theory.  The  test  described  herein  measures  approximately 
the  cementing  value  of  a  bitumen  but  is  not  necessarily  a  measure  of  the  relative 
cementing  value  of  different  bituminous  materials,  or  the  same  bituminous  material 
at  different  temperatures.  With  the  same  bitumen  an  increase  in  penetration  (soft- 
ening) results  in  an  increased  ductility  provided  a  suitable  softening  agent  is  used. 
The  introduction  of  mineral  matter  into  a  bitumen  frequently  reduces  its  ductility. 
For  these  reasons  the  minimum  allowable  ductility  is  stated  at  50  penetration  at 
a  standard  temperature  26°  C  (77°  F),  and  if  an  impure  asphalt  cement,  in  the  state 
in  which  it  is  used,  falls  below  the  standard  of  ductility,  the  pure  bitumen  which  it 
contains  must  be  extracted  and  tested  before  the  material  is  condemned.  If  the  pure 
bitumen  meets  the  test  the  material  is  acceptable  so  far  as  this  clause  is  concerned. 
Asphalt  cements  as  used  are  frequently  above  or  below  50  penetration.  An  approxi- 
mate correction  allowance  is  therefore  established  permitting  the  testing  of  such 
asphalt  cements  at  the  penetration  at  which  they  are  to  be  used. 

CONSTRUCTION 
13.    Plant  and  Tools 

Operations.     In  the  manufacture  of  bituminous  pavements  by  the  mix- 
ing method,  thrfee  distinct  operations  are  involved;    vis, 
I.  Drying  and  heating  of  the  mineral  aggregate, 

Preparation  and  heating  of  the  asphalt  cement  or  bituminous  cementing 
materials. 
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3.  Mixing  the  hot  mineral  aggregate  with  the  hot  asphalt  cement. 

In  a  properly  designed  plant,  the  machinery  for  carrying  out  each  of 
these  operations  must  be  capable  of  handling  sufficient  material  to  insure 
the  required  output.  Take,  for  instance,  a  sheet-asphalt  plant  having  a 
capacity  of  2000  sq  yd  of  2-in  wearing  surface  per  working  day  of  10  hr. 
A  sq  yd  of  surface  mixture  2  in  thick  when  compressed  will  average  200  lb 
in  weight.  The  total  weight  of  the  output  will  therefore  be  2000  X  200 
or  400  000  lb.  This  mixture  will  consist  approximately  of:  Sand,  79% ; 
dust  or  filler,  10%;   bitumen,  11%. 

The  different  portions  of  the  plant  must,  therefore,  be  capable  of  handling 
the  following  quantities  of  material: 

Drier,  316  000  lb  =  126.4  cu  yd  sand, 

Melting  tanks,     44  000  lb  =  22  tons  pure  bitumen, 
Mixer,  400  000  lb  =  200  tons  surface  mixture. 

In  order  to  more  fully  appreciate  just  what  is  required  of  an  asphalt 
plant,  it  will  be  necessary  to  consider  briefly  the  kind  of  raw  materials 
used  in  it  and  the  conditions  under  which  they  are  handled. 

Sand.  Depending  upon  the  temperature  of  the  air,  this  requires  to  be 
heated  to  between  177°  and  204°  C  (350°  and 400°  F).  While  actual  paving 
work  is  not  usually  carried  on  in  rainy  weather  it  is  nevertheless  frequently 
necessary  to  run  very  wet  Band  or  stone  thru  the  drier  owing  to  its  having 
been  exposed  to  the  weather  or  because  freshly  dredged  sand  is  being  used. 
Unless  ample  drier  capacity  is  provided,  therefore,  the  output  of  the  plant 
when  using  wet  sand  will  be  greatly  reduced.  Many  pavements  are  laid 
late  in  the  fall  or  in  early  winter  and  under  these  conditions  much  greater 
drier  capacity  will  be  required  than  in  warm  weather,  if  the  maximum 
output  of  the  plant  is  to  be  maintained. 

Asphalt  Cement.  This  is  ordinarily  made  by  mixing  together  the  requi- 
site proportions  of  refined  asphalt  and  heavy  fluxing  oil,  altho  it  is  some- 
tunes  purchased  of  the  proper  consistency  for  use.  The  asphalt  cements 
in  common  use  contain  from  60  to  100%  of  pure  bitumen.  In  order  to 
produce  a  pavement  containing  a  fixed  percentage  of  bitumen  it  is  neces- 
sary to  use  much  more  of  an  impure  asphalt  cement  than  of  a  pure  one. 
Plants  designed  for  use  with  impure  asphalt  cements  will  therefore  require 
much  greater  melting  kettle  capacity  than  if  pure  asphalt  cements  were 
to  be  employed.  There  are  a  number  of  plants  upon  the  market  which, 
while  admirably  designed  for  use  with  pure  asphalts,  have  far  too  limited 
a  melting  tank  capacity  to  permit  of  anything  like  their  normal  output 
being  maintained  if  an  impure  asphalt  is  used  in  them. 

Mixture.  The  capacity  of  the  mixer  in  a  plant  of  the  size  under  discus- 
sion is  usually  rated  at  9  cu  ft.  This  means  that  the  batch  dumped  into 
it  contains  9  cu  ft  of  sand  plus  the  other  ingredients.  Dry  hot  sand  will 
average  about  95  lb  per  cu  ft.  In  accordance  with  the  formula  previously 
given  and  assuming  that  a  pure  asphalt  cement  is  being  used,  each  batch 
would  therefore  consist  of  the  following:  »Sand,  855  lb;  filler,  108  lb;  asphalt 
cement,  119  lb;  total  weight,  1082  lb.  It  will  take  370  batches  of  this  size 
to  turn  out  the  required  amount  of  surface  mixture.  In  a  10  hr  working 
day  this  means  37  batches  per  hr  or  one  batch  every  1.62  min.  Not  less 
than  one  full  minute  with  a  mixer  speed  of  60  to  80  rev  per  min  should 
be  allowed  for  actually  mixing  each  batch  of  surface  mixture.  This  leaves 
a  total  of  only  37  sec  in  which  the  mixer  must  be  charged  with  the  various 
ingredients  and  the  finished  mixture  dumped  into  the  wagons.  With  a  well 
organized  gang  and  a  properly  working  plant,  20  sec  is  all  that  is  n 
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sary,  but  it  can  readily  be  seen  that  this  is  one  of  the  points  where  seconds 
count.  The  mixer  capacity  of  a  plant  is  usually  figured  very  closely  and 
this  makes  it  more  than  ever  necessary  that  the  melting  tank  and  drier 
capacity  should  be  ample  to  furnish  a  continuous  and  uninterrupted  supply 
of  hot  sand  and  asphalt  cement,  as  it  is  almost  impossible  to  make  up 
for  delays  at  the  mixer.  Increasing  the  sue  of  the  mixer  would  at  first 
appear  to  be  a  very  simple  way  of  providing  against  mishaps  and  this  is 
quite  commonly  done  in  stationary  plants.  Increasing  the  sue  of  the 
batch,  however,  means  increasing  the  sise  of  the  engine,  and  this,  in  turn, 
means  increased  boiler  capacity,  both  of  which  are  very  serious  considera- 
tions in  a  portable  plant.  For  this  reason  the  average  sue  mixer  on  a 
portable  plant  does  not  exceed  9  cu  ft.  Many  foremen  when  trying  for  a 
record  run  will  reduce  the  time  of  mixing  their  batches,  but  this  is  a  practice 
which  should  never  be  permitted,  as  an  insufficiently  mixed  pavement  can 
not  be  expected  to  last. 

The  question  of  maintaining  a  maximum  output  is  more  serious  in  a 
paving  plant  than  in  many  other  lines  of  manufacture.  To  a  partial 
extent,  the  unit  cost  of  a  reduced  output  may  be  kept  down  by  employing 
a  suitable  number  of  laborers  at  the  plant.  The  street  gang,  however, 
must  be  maintained  at  full  efficiency  and  as  they  are  trained  men,  they 
are  usually  kept  under  full  pay.  A  gang  organised  in  the  morning  to 
take  care  of  2000  sq  yd  of  pavement  can  not  be  reduced  on  short  notice 
so  that  they  can  lay  a  total  of  only  1200  sq  yd  during  the  day  at  the  same 
unit  cost. 

A  consideration  of  just  what  is  required  of  the  various  parts  of  a  plant 
follows: 

Drying  and  Heating  Machinery.  This  may  be  subdivided  into:  Cold  sand 
elevator  and  drier;   hot  sand  elevator;   hot  sand  storage  bin  and  screen. 

Drier  and  Cold  Sand  Elevator.  In  the  ordinary  revolving  drum  drier 
the *drum  shells  are  made  of  A-in  steel  plate  with  butt  strapped  joint* 
and  are  carried  at  one  end  by  a  four-armed  spider  and  at  the  other  end 
by  a  head,  both  of  cast  iron.  The  bearing  at  the  hot  sand  end  takes  the 
thrust,  being  grooved  similar  to  a  propeller-shaft  bearing  and  the  cap  is 
cored  to  form  a  water  jacket,  by  means  of  which  the  bearing  box  can  be 
kept  cool.  Sheet-steel  shelves  are  rivetted  the  entire  length  of  the  interior 
of  the  drum,  which  give  additional  heating  surface  and  constantly  stir  the 
sand.  The  combustion  gases  pass  along  under  the  drum  in  thru  the  dis- 
charge opening,  back  thru  the  interior,  coming  in  contact  with  the  falling 
sand  and  finally  pass  out  thru  the  cold  sand  chute  to  the  fan.  In  a  per- 
manent setting  the  drums  are  supported  on  steel  work  which  is  independent 
of  the  brick  side  walls,  hence  the  drums  expand  and  contract  without 
affecting  the  brick  work,  and  the  latter  is  not  subjected  to  vibration.  In 
a  portable  setting,  the  ends  are  the  same  as  in  the  permanent  setting. 
The  sides  are  made  of  steel  plate  lined  with  fire  brick.  The  roof  consists 
of  two  steel  plates,  the  inner  and  heavier  one  being  grooved  to  conform 
to  the  arc  of  the  drum,  thus  holding  the  heat  against  the  drum.  The  outer 
plate  is  carried  straight  across  to  form  a  rain  shed.  The  cold  sand  elevator, 
which  serves  to  convey  the  cold  sand  from  the  ground  or  bin  to  the  drier, 
is  usually  of  the  bucket  elevator  type.  In  another  type  of  drum  the  prod- 
ucts of  combustion  pass  thru  a  central  cy^nder  to  which  are  rivetted  sheet- 
-'Kelves.  They  then  run  thru  the  cMer  between  the  outer  and  inner 
\nd  finally  pass  thru  the  exhaust  fan  to  the  stack.  The  outer  shell 
rum  is  also  provided  with  sheet-steel  shelves  which  are  rivetted 
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to  it.  There  are  also  direct  heat  rotary  driers  of  the  single  shell  type  in 
which  the  hot  furnace  gases  come  in  direct  contact  with  the  material  to 
be  dried.  They  are  provided  with  elevating  shelves  arranged  in  substan- 
tially the  same  manner  as  those  in  the  other  two  types  of  driers  already 
described.  In  still  another  type  of  drier,  three-quarters  of  the  hot  air 
and  gases  enter  the  cylinder  by  way  of  hooded  inlet  openings.  The  bal- 
ance enters  thru  the  rear  end  of  the  drum.  By  the  admission  of  cold  air 
thru  the  sliding  doors  in  the  drier  setting,  the  temperature  of  the  heated 
air  and  gases  toward  the  rear  end  is  regulated  to  suit  the  material  as  it 
becomes  drier.  The  lowest  temperatures  and  the  least  circulation  are 
found  at  the  rear  end  of  the  cylinder,  where  the  material  is  most  dry  and 
dusty.  All  three  types  of  driers  or  heating  drums  are  continuously  re- 
volved and  are  lower  at  the  discharge  end  than  at  the  inlet  end,  thus  insur- 
ing the  gradual  passage  of  the  material  to  be  heated  from  one  end  to  the 
other.  The  essential  principle  involved  in  drying  a  sand  is  to  bring  the 
various  particles  in  direct  contact  with  a  large  volume  of  hot  air  which 
takes  off  and  carries  away  the  moisture.  No  matter  how  much  heat  is 
applied  to  the  sand,  it  will  not  dry  it  unless  ample  means  are  provided 
for  carrying  off  the  moisture  which  it  contains.  For  this  reason,  almost 
all  the  modern  types  of  driers  have  induced  draught.  In  the  earlier  types 
of  drums  where  this  principle  was  not  fully  recognised,  it  was  no  uncom- 
mon thing  to  have  hot  sand  delivered  at  the  discharge  end  of  the  drier 
in  which  the  space  between  the  grains  were  filled  with  steam  and  when 
this  sand  cooled  down  it  was  often  found  to  be  quite  wet. 

Hot  Sand  Elevator  and  Screen.  This  is  usually  of  the  bucket  type 
and  is  ordinarily  enclosed  to  prevent  loss  of  heat.  It  takes  the  sand  from 
the  discharge  end  of  the  drier  and  delivers  it  thru  a  revolving  screen, 
which  rejects  the  coarse  particles  of  gravel,  etc,  to  the  hot  sand  storage  bin. 

Hot  Sand  Storage  Bin.  This  varies  greatly  in  size  and  shape  and  is  pro- 
vided with  an  overhead  revolving  rotary  screen.  The  capacity  of  these 
bins  is  ordinarily  from  5  to  15  cu  yd,  and,  within  reason,  the  larger  they 
are  the  better.  When  using  a  very  wet  or  very  cold  sand  that  is  difficult 
to  dry  and  heat  to  the  proper  temperature,  this  bin  is  sometimes  filled 
over  night  or  before  the  rest  of  the  plant  is  started  in  the  morning,  thus 
insuring  sufficient  sand  to  keep  the  mixer  running  at  full  capacity.  Very 
frequently  the  temperature  of  the  sand  delivered  by  the  drier  varies  con- 
siderably from  time  to  time  but  this  equalises  itself  to  some  extent  in  a 
good  sized  storage  bin.  When  the  sand  is  taken  directly  from  the  drier, 
much  of  it  will  often  have  to  be  dumped  and  discarded  as  being  entirely 
too  hot  or  too  cold.  The  importance  of  a  storage  bin  of  ample  size  can 
not  be  too  strongly  emphasized. 

Melting  Equipment.  This  includes:  Asphalt  elevator;  flux  tank;  melt- 
ing tanks;  draw-off  tanks. 

Asphalt  Elevator.  This  is  employed  to  convey  the  refined  asphalt, 
either  in  barrels  or  broken  up,  to  the  melting  tanks. 

Flux  Tank.  This  holds  a  supply  of  the  heavy  oil  or  flux  used  to  soften 
the  refined  asphalt  to  the  proper  consistency  for  use.  It  is  usually  pro- 
vided with  steam  coils  to  keep  the  contents  fluid  and  should  be  equipped 
with  a  measuring  gauge  so  that  the  quantity  drawn  off  from  it  may  be 
accurately  measured.  The  flux  is  usually  pumped  from  it  directly  to  the 
melting  tank,  altho  it  is  sometimes  pumped  into  a  smaller  tank  set  on  a 
scale  so  that  the  amount  used  may  be  weighed  or  more  accurately  measured 
than  is  possible  in  a  large  tank. 
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Melting  Tanks.  These  vary  considerably  in  sue  but  average  about 
10  tons  capacity.  They  are  heated  either  by  direct  fire  or  by  steam  coils, 
and,  where  impure  asphalts  are  used,  must  be  provided  with  suitable  agi- 
tators to  keep  the  mineral  matter  in  suspension  and  prevent  it  from  coking* 
on  the  bottom  of  the  tanks,  and,  also,  where  draw-off  tanks  are  not  used, 
to  insure  a  supply  of  asphalt  cement  of  uniform  purity  to  the  mixer.  This 
is  a  matter  of  very  great  importance,  as  shown  by  the  following:  Assume 
that  an  asphalt  cement  is  being  used  containing  70%  of  bitumen  and 
30%  of  finely  divided  mineral  matter  that  will  settle  to  the  bottom  unless 
constantly  and  thoroly  agitated.  If  the  agitation  is  insufficient  the  upper 
portion  of  the  tank  may  easily  contain  an  asphalt  cement  carrying  80% 
of  bitumen  while  in  the  lower  portion  the  bitumen  contents  may  fall  to  ' 
60%  of  bitumen  or  less.  The  formula  for  tho  mixture  is  set  on  the  assump-  ' 
tion  that  the  asphalt  cement  contains  70%  of  bitumen  and  in  the  ordinary  ' 
method  of  procedure  these  proportions  would  be  adhered  to  thruout  the 
day's  run.  Assuming  that  the  formula  used  was:  Sand,  800  lb;  dust, 
100  lb;  asphalt  cement,  150  lb;  total  weight,  1050  lb.  An  80%  asphalt 
cement  would  give  a  mixture  containing  11.4%  bitumen,  a  70%  asphalt 
cement,  one  containing  10.0%,  and  a  60%  asphalt  cement,  one  con- 
taining 8.6%,  or  a  variation  of  2.8%  of  bitumen  in  the  composition  of 
the  mixture.  Ordinarily  a  mixture  which  requires  10%  of  bitumen  to 
make  a  good  pavement  would  be  dangerously  low  in  bitumen  if  only  8.6% 
of  bitumen  were  put  into  it.  Occasionally  a  crude  attempt  is  made  to 
roughly  provide  for  this  by  putting  in  5  or  10  lb  more  asphalt  cement  when 
drawing  from  the  bottom  of  the  kettle,  but  this,  besides  being  mere  guess 
work,  is  totally  insufficient,  as  in  the  case  under  consideration  it  would 
require  180  lb  or  30  lb  more  of  60%  asphalt  cement  to  bring  the  bitumen 
contents  of  the  mixture  up  to  the  desired  10%.  When  using  hard  asphalts 
of  high  melting  point  which  can  be  broken  up  into  small  pieces,  a  melting 
tank  provided  with  steam  coils  presents  many  advantages.  The  heat 
comes  directly  into  contact  with  a  larger  number  of  pieces  of  asphalt  and 
the  contents  of  the  tank  are  more  quickly  melted  and  with  less  danger 
of  burning  than  when  direct  fire  heating  is  employed.  The  pipes  should 
be  extra  heavy  and  continuous;  that  is,  without  joints,  to  minimise  the 
danger  from  leaks  which  would  cause  foaming  and  overflow  of  the  asphalt 
cement.  When  softer  and  more  readily  melted  asphalts  are  used  that  in 
hot  weather  are  impossible  to  break  up  into  small  pieces,  the  advantages 
of  steam  melting  are  not  so  apparent.  The  large  pieces  of  asphalt  when 
carelessly  dumped  into  the  tank  are  liable  to  bend  or  break  the  coils,  unless 
they  are  protected  by  a  strong  grid,  and  the  melting  is  easily  and  quickly 
accomplished  without  danger  of  burning  by  direct  heat.  Where  steam 
coils  are  used,  larger  boiler  capacity  must  be  provided  and  the  best  type 
of  mechanical  agitators  can  not  be  installed  owing  to  the  obstruction  offered 
by  the  coils.  Agitation  by  means  of  steam  or  air  jets  must  be  resorted 
to  and  these  harden  up  the  asphalt  cement  much  more  than  the  mechanical 
type  of  agitators.  Mechanical  agitators  usually  consist  of  paddles  attached 
to  a  revolving  horizontal  shaft  having  a  very  small  clearance  between  the 
paddles  and  the  bottom  and  sides  of  the  tank.  Mechanical  agitators,  if 
placed  in  the  melting  tanks,  are  liable  to  be  broken  by  careless  charging 
of  large  lumps  of  asphalt  and  for  this  reason  many  plants  are  provided 
with  a  drawing  off  tank. 

""'no-Off  Tanks  are  ordinarily  of  the  same  capacity  as  the  melting 
soon  as  the  charge  in  the  melting  tank  is  melted,  it  is  trans- 
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ferred  to  the  draw-off  tank,  which  is  provided  with  an  agitator  and  means 
for  heating  it  and  its  contents  kept  thoroly  mixed.     With  most  pure  as- 
phalts little  or  no  mixing  is  required  and  the  flux  combines  so  readily  with 
them  that  a  small  air  jet  or  a  slight  agitation  with  a  wooden  paddle  is  all 
that   is  necessary.     With  such  asphalts  a  few  hours  is  sufficient  to  melt 
and  thoroly  incorporate  the  flux  with  them,  whereas  with  others  from  10 
to  12  hr  in  the  melting  tanks  is  absolutely  essential  to  insure  proper  and 
uniform  results.     Some  draw-off  tanks  are  provided  with  air-tight  covers 
and  the  melted  asphalt  cement  in  them  is  blown  over  thru  steam- jacketed 
pipes  by  air  pressure  directly  to  the  mixer.     In  others  a  pneumatic  lift  is 
employed  consisting  of  a  small  air-tight  tank  which  is  filled  from  time  to 
time   as  necessary  and  from  which  the  hot  asphalt  cement  is  delivered 
to  the  mixer  by  means  of  air  pressure  when  desired.     In  some  plants  pneu- 
matic asphalt  lifts  are  used  as  a  substitute  for  drawing-off  tanks.     These 
are  provided  with  a  tank  of  small  capacity  which  is  automatically  filled 
from  time  to  time  from  the  melting  tank.     The  asphalt  cement  flows  by 
gravity  into  the  lift.     When  the  lift  has  been  filled  in  this  manner,  the 
air  cock  is  opened  to  pressure  from  the  air  tank;  a  check  valve  in  the  inlet 
pipe  closes,  preventing  the  cement  from  running  back  to  the  tank,  and  it 
is  then  forced  up  the  vertical  outlet  pipe  over  to  the  asphalt  cement  bucket. 
All  asphalt  piping  is  steam  jacketed. 

marring  Machinery.     This  may  be  subdivided  into:  Sand  measuring  box; 
dust  measuring  box,  bin  and  elevator;   asphalt  cement  bucket;   mixer. 

Sand  Measuring  Box.     This  is  placed  directly  under  the  hot  sand  bin 
and  in  the  older  types  of  plants  the  sand  was  measured  by  volume.     The 
box,  which  was  open  at  the  top  and  rectangular  in  shape,  was  hung  on 
trunnions,  which  allowed  its  contents  to  be  dumped  into  the  mixer.     It  was 
filled  a  little  more  than  full  and  struck  off  with  a  straight-edge,  thus  insur- 
ing the  use  of  a  fairly  uniform  quantity  of  sand.     Other  types  are  enclosed 
and  fixed,  and  when  full  the  sand  spouts  out  of  a  small  hole  in  the  filling 
chute.     The  best  type  of  box,  however,  is  the  open  one  provided  with 
a  beam  scale  and  in  which  a  definite  number  of  pounds  of  sand  is  placed 
at  each  filling.     In  an  open  type  box  the  temperature  of  the  sand  is  readily 
tested  as  often  as  necessary  and  if  hung  on  trunnions  the  sand  when  too 
hot  or  too  cold  may  be  dumped  on  the  platform  and  does  not  have  to  be 
discharged  into  the  mixer  and  then  dumped,  which  latter  proceeding  usu- 
ally necessitates  pulling  out  the  wagon  which  stands  under  the  mixer  ready 
to  receive  its  contents  of  finished  surface  mixture.     Changes  in  the  mix- 
ture and  the  weight  per  cubic  foot  of  different  kinds  of  sands  can  also  be 
much  more  readily  made  and  determined  than  with  the  other  types  of  boxes. 
Dust  Measuring  Box,  Bin  and  Elevator.    A  sufficient  supply  of  dry 
dust  must  also  be  provided  for  at  the  mixer.     Some  plants  have  dust  eleva- 
tors and  bins  and  measuring  boxes  designed  on  the  same  lines  as  the  simi- 
lar devices  for  handling  sand.     In  others  a  bin  is  provided  on  the  floor 
of  the  mixing  platform  and  the  dust  is  measured  into  pails  whose  capacity 
has  been  ascertained  beforehand  and  then  dumped  by  hand  either  into 
the  sand  box  or  the  mixer.     The  dust  is  used  cold  and  as  only  a  small 
proportion  of  it  enters  into  the  composition  of  the  pavement,  the  storage 
facilities  are  on  a  much  smaller  scale  than  those  provided  for  sand.     In 
some  cases  the  dust  is  weighed  directly  into  the  sand  measuring  box  which 
is  provided  with  a  double  beam  scale  for  this  purpose. 

Asphalt  Cement  Bucket.     This   should  preferably  be  provided  with 
a  beam  scale  similar  to  the  sand  measuring  box.    A  double  beam  with  a 
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separate  weight  for  the  tare  is  to  be  recommended,  as  the  accumula 
of  asphalt  cement  in  the  bucket  changes  the  tare  from  time  to  time.     So: 
plants  still  use  a  measuring  gauge,  but  this  is  not  nearly  as  accurate 
a  scaler    This  bucket  is  usually  suspended  on  trunnions  by  means  of  whit 
its  contents  are  readily  dumped  into  the  mixer. 

Mixer.  This  is  a  plain  or  -steam  jacketed  iron  box  provided  with  tw< 
horizontal  shafts  to  which  blades  are  attached.  These  blades  have 
pitch  resembling  those  on  a  propeller  and  when  in  motion  throw  the 
ture  from  the  sides  and  ends  of  the  box  toward  the  middle.  They 
usually  run  at  from  60  to  80  rev  per  min.  The  blades  are  detachable  so 
that  worn  ones  may  be  readily  replaced  and  the  shafts  should  be  arranged 
so  that  they  may  be  easily  removed  from  the  box.  This  permits  readily 
changing  without  undue  delay  to  a  new  set  of  shafts  in  which  the  blades 
are  not  set  so  closely  together.  This  is  a  necessary  provision  when  run* 
ning  coarse  stone  or  binder  mixture  alternately  with  surface  mixture.  The 
box  of  the  mixer  is  provided  with  a  dumping  slide  on  the  bottom  by  means 
of  which  its  contents,  after  mixing,  may  be  quickly  discharged  into  a  wagon 
waiting  below. 

Portable  and  Semi-Portable  Plants.  The  necessity  for  building  plants 
which  were  capable  of  a  large  daily  output  and  which  could  at  the  same 
time  be  moved  from  place  to  place  without  undue  expense  led  first  to 
the  development  of  the  so-called  semi-portable  plant,  and,  secondly,  to  the 
development  of  the  railway  plant. 

Road  Plants  and  Road  Machinery.  In  modern  road  building  where  bitu- 
minous roads  are  constructed  by  the  mixing  method,  it  has  become  neces- 
sary to  evolve  yet  another  type  of  plant  which  may  be  moved  from  place 
to  place  along  country  highways  when  railroad  transportation  is  out  of  the 
question.  In  some  of  these  plants  all  the  machinery  has  been  placed  on 
one  unit;  in  others,  two  have  been  employed,  and  in  still  others,  the  plant 
has  been  subdivided  into  three  units.  Any  substantial  departure  from 
standard  sheet-asphalt  practice  and  design  in  them  should  however  be 
viewed  with  suspicion,  as,  regardless  of  the  plant,  the  principle  involved 
in  the  manufacture  of  paving  mixtures  remains  or  should  remain  the  same 
if  successful  pavements  are  to  be  laid  and  they  must  not  be  sacrificed  for 
the  sake  of  portability. 

Tools.  The  special  tools  used  in  the  asphalt  industry  are:  Wagons, 
shovels,  rakes,  tampers,  smoothers,  sandals,  asphalt  cutters,  fire  wagons, 
surface  heaters,  and  rollers. 

Wagons.  While  ordinary  dump  carts  or  wagons  are  sometimes  used, 
a  special  form  of  dumping  wagon  which  is  cut  under  so  that  it  may  be 
readily  turned  in  a  narrow  street  is  desirable  and  is  usually  employed  by 
all  the  large  paving  companies.  They  should  preferably  be  lined  with 
sheet  iron  to  facilitate  the  removal  of  the  mixture  from  them.  A  body 
constructed  entirely  of  iron  would  be  undesirable  because  during  long 
hauls  in  cold  weather  the  mixture  would  lose  too  much  of  its  heat  by  radia- 
tion. Where  circumstances  will  permit,  motor  trucks  can  be  used  to 
advantage,  as  work  can  be  carried  on  at  much  greater  distances  from  the 
mixing  plant. 

Shovels.  These  are  of  the  ordinary  short-handled,  square-ended  va- 
riety of  contractor's  shovels,  but  it  is  desirable  to  have  the  metal  shank 

'  h  takes  the  handle  extend  up  some  distance  to  prevent  the  burning 
wood  when  the  shovel  is  heated  in  the  fire.  This  heating  is  necessary 
»•  to  prevent  the  hot  surface  of  binder  mixture  from  adhering  to  them. 
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Rakbs  are  extra  strong  and  of  a  special  pattern,  having  teeth  about 
3}£  in  in  length  and  a  long  shank  and  metal  socket  to  take  the  wooden 
handle  and  prevent  it  from  being  burned  off  when  the  rakes  are  heated. 

Tampers  are  of  cast  iron  with  hollow  iron  handles  and  the  tamping 
base  is  either  square  or  rectangular  in  shape.  The  tamping  face  varies 
in  sue  but  is  usually  from  30  to  40  sq  in  in  area.  They  are  heated  and 
used  to  compress  the  pavement  around  manholes,  on  joints,  along  street- 
car tracks  and  in  gutters  and  generally  in  places  where  the  roller  can  not 
reach. 

Smoothers  are  of  cast  iron  with  hollow  iron  handles  and  have  a  rocker 
face  so  that  they  may  be  pulled  back  and  forth  over  the  pavement.  They 
vary  in  dimensions  and  weight  but  usually  have  a  face  about  6  by  10  in. 
They  are  heated  and  used  to  smooth  and  heat  joints  and  close  up  surfaces 
which  do  not  close  up  properly  under  the  roller,  more  especially  in  cold 
windy  weather.  Where  the  pavement  is  to  be  subjected  to  very  wet  con- 
ditions, they  are  sometimes  used  over  the  entire  surface  to  bring  the  bitu- 
men to  the  surface  and  close  up  the  pores,  thus  preventing  water  from 
entering  them.  They  should  be  used  with  extreme  care  and  only  be  placed 
in  the  hands. of  highly  skilled  men,  as  there  is  great  danger  of  burning 
the  asphalt  cement  in  the  surface  by  the  use  of  them. 

Sandals  are  usually  made  of  leather  and  are  worn  by  the  rakers  and 
the  men  who  have  to  walk  on  the  newly  laid  surface,  such  as  tampers, 
flnoothere  and  cement  sweepers.  By  their  use  sharply  defined  footprints 
in  the  hot  pavement  are  avoided  and  they  also  serve  as  a  protection  to 
the  men's  feet  and  shoes. 

Asphalt  Cutters  are  used  for  cutting  back  the  joints  and  cutting  out 
portions  of  the  pavement.  They  may  be  described  as  double-bladed  axes 
of  peculiar  design  having  a  blade  shaped  more  like  that  of  a  mattock  than 
an  axe. 

Fran  Wagons  are  of  iron  with  four  wheels  and  of  sufficient  sue  to  heat 
the  shovels,  rakes,  tampers  and  smoothers  used  by  the  street  gang.  They 
are  sometimes  provided  with  racks  from  which  to  hang  buckets  of  asphalt 
cement  used  to  paint  joints  and  around  the  edges  of  manholes,  curbs,  etc. 
\yood  is  preferred  to  coke  or  coal  as  a  fuel  in  them,  as  the  surface  of  tam- 
pers and  smoothers  are  less  liable  to  be  pitted  by  it. 

Surface  Hbatbbs  are  of  various  types  and  are  used  to  dry  foundations 
or  soften  old  or  defective  pavements  prior  to  repairing  or  resurfacing  them. 
They  are  of  three  types;  those  using  coke,  gasolene  or  kerosene,  and  hot 
air  and  steam  as  softening  agents.  Coke  heaters  are  usually  iron  fire 
baskets  on  four  wheels  of  small  diameter  so  that  the  bottom  of  the  fire  is 
only  a  few  inches  above  the  pavement.  They  vary  in  sise,  but  3  by  4  ft 
is  about  the  average.  Gasolene  or  kerosene  heaters  are  of  the  Perkins  or 
Wells  type  and  have  a  reservoir  containing  the  fuel.  This  is  forced  by  air 
pressure  to  the  burner  which  is  protected  by  a  metal  shield  which  also  serves 
to  throw  the  heat  and  flame  directly  down  upon  the  pavement.  They  are 
mounted  on  wheels.  Hot  air  and  steam  heaters  of  the  Lutz  type  are 
portable  boilers  provided  with  their  own  motive  power.  They  force  a  blast 
of  air  and  steam  down  on  the  pavement  under  a  shield  or  hood  which  is 
5  by  10  ft  in  size.  They  are  very  rapid  in  their  softening  action  and  are 
largely  employed  on  resurfacing  work.  With  a  single  one  of  these  machines, 
from  500  to  1600  sq  yd  can  be  resurfaced  in  a  day.  In  all  three  types  of 
machines,  heat  is  usually  applied  to  the  surface  of  the  pavement  until  it 
has  been  softened  to  a  depth  of  approximately  1  in.    The  softened  surfat 
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is  then  removed  by  means  of  rakes  and  shovels  and  while  the  bottom  part 
of  the  old  pavement  is  still  warm  new  surface  mixture  is  spread  over  it 
and  rolled  and  finished  in  the  usual  way.  In  this  way  the  upper  portion 
of  an  old  pavement  may  be  quickly  and  cheaply  removed  and  covered 
with  an  inch  of  new  wearing  surface  at  much  less  cost  than  would  be 
involved  in  the  complete  renewal  of  the  pavement. 

Rollers.  In  some  instances  hand  rollers  are  used  to  give  an  initial 
compression  to  mixtures  which  will  not  take  a  heavy  roller  while  hot. 
This  is  sometimes  desirable  in  cold  windy  weather  with  certain  types  of 
mixtures,  to  prevent  the  chilling  of  the  surface  and  the  consequent  honey- 
combing of  the  pavement  which  would  otherwise  result  if  the  heavy  roller 
had  to  be  kept  off  the  surface  mixture  for  a  considerable  length  of  time 
after  it  had  been  raked.  In  the  early  days  of  the  industry  hand  rollers  were 
always  used  to  give  the  initial  compression  and  they  were  sometimes  heated 
by  fire  baskets  suspended  in  them.  Steam  rollers  are  usually  of  the  tandem 
type  and  vary  in  weight  from  2  ^  to  13  tons,  8  tons  being  about  the  average. 
They  should  be  balanced  so  that  the  weight  on  both  sides  is  the  same. 
Some  of  them  are  provided  with  power  steering  gear  and  others  are  steered 
by  hand.  In  the  very  heavy  types  power  steering  gear  is  desirable.  Gaso- 
lene rollers  are  undesirable,  as  they  usually  reverse  with  a  jerk,  which 
leaves  a  depression  in  the  pavement  which  is  very  difficult  to  remove.  A 
three-wheeled  roller  has  also  been  used  to  a  limited  extent  in  England  and 
on  the  Continent,  the  three  rolls  being  of  the  same  width  and  placed  directly 
in  line.  It  is  claimed  by  the  makers  that  with  this  type  of  roller  there 
is  less  tendency  to  produce  waviness  in  the  finished  pavement. 

14.  Methods  of  Manufacture 

Asphalt  Cement.  Where  it  is  necessary  to  flux  a  hard  asphalt,  care 
must  be  taken  to  see  that  the  flux  is  free  from  water;  otherwise  the  con- 
tents of  the  melting  tank  are  liable  to  boil  over  and  possibly  take  fire  from 
the  fires  underneath.  The  flux  as  turned  out  by  the  manufacturer  is 
usually  free  from  water,  but  when  purchased  in  large  quantities  is  fre- 
quently shipped  in  tank  cars  provided  with  steam  coils  to  facilitate  pump- 
ing. Storage  tanks  are  usually  fitted  with  steam  coils  also.  Where  any 
leak  occurs  in  these  coils,  water  enters  the  flux  and  can  only  be  removed 
by  heating  the  flux  above  100°  C  (212°  F).  During  this  process,  copious 
foaming  takes  place  and  unless  the  tank  has  a  large  excess  capacity  it  will 
foam  over.  If  flux  containing  water  is  added  to  a  tank  already  nearly 
full  of  hard  asphalt,  there  will  be  insufficient  room  to  take  care  of  the  foam- 
ing and  the  heat  must  necessarily  be  applied  very  gradually.  Under  these 
circumstances  it  sometimes  requires  2  to  3  days  to  drive  off  the  water  and 
until  it  is  driven  off  the  asphalt  cement  can  not  be  used.  Either  the  flux 
should  be  freed  from  water  in  a  separate  tank  or  it  should  be  put  into  the 
melting  tank  and  the  water  driven  off  before  any  hard  asphalt  is  added. 
In  this  way  there  will  be  sufficient  excess  space  to  accommodate  the  foam 
and  the  heating  can  proceed  much  more  rapidly.  Agitation,  preferably 
with  air,  will  materially  assist  in  driving  off  the  water  and  reduce  the  time 
necessary.  The  proportions  of  flux  and  hard  asphalt  to  be  used  are  usu- 
ally determined  by  preliminary  laboratory  tests  or  drawn  from  previous 
"Toerience  with  the  same  materials.  Different  deliveries  of  the  same  kinds 
^ard  asphalt  and  flux  often  vary  to  a  certain  extent,  which  will  render 
lary  a  departure  from  the  formula  decided  upon,  but  this  can  only 
termined  accurately  by  charging  a  kettle  to  its  normal  capacity  and 
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testing  the  resulting  asphalt  cement.  In  laboratory  tests  on  small  samples, 
the  conditions  of  heating  and  the  relative  amounts  involved  and  the  sur- 
face exposed  to  evaporation  always  differ  from  those  found  in  practice. 
Careful  record  must  always  be  kept  of  the  weights  of  both  hard  asphalt 
and  flux  charged  into  the  kettles.  The  flux  is  sometimes  measured  instead 
of  being  weighed  and  its  weight  calculated  from  its  specific  gravity.  As- 
sume that  an  asphalt  cement  of  55  penetration  is  desired  and  that  the 
proportions  required,  as  shown  by  tests  or  otherwise,  are  as  follows:  Hard 
asphalt,  100  lb;  and  flux,  10  lb;  and  that  the  charging  record  was  hard 
asphalt,  20  000  lb,  and  flux,  2000  lb.  Upon  testing,  the  asphalt  cement 
was  found  to  have  a  penetration  at  25°  C  (77°  F)  of  50  and  the  hard  asphalt 
of  30.  Evidently  10  lb  of  flux  raised  the  penetration  of  100  lb  of  hard 
asphalt  20  points  (50  —  30).  One  pound  of  flux  would  therefore  raise  tho 
penetration  of  100  lb  of  asphalt  2  points  (20  -f-  10).  The  asphalt  in 
question  required  to  be  raised  25  points  (55  —  30)  in  penetration,  which 
would  require  12^  lb  (25  -*-  2)  of  flux  per  100  of  hard  asphalt.  The 
kettle*  contained  20  000  lb  of  hard  asphalt  and  therefore  should  have 
had  added  to  it  12^  times  20  000  divided  by  100  or  2500  lb  of  flux. 
As  only  2000  lb  of  flux  were  used,  500  lb  (2500  -  2000)  more  must  be 
added.  Let  it  now  be  assumed  that  under  the  same  conditions  the  asphalt 
cement  was  found  to  have  a  penetration  of  60  and  the  hard  asphalt 
of  30.  Evidently  10  lb  of  flux  raised  the  penetration  of  100  lb  of  hard 
asphalt  30  points  (60  —  30).  One  pound  of  flux,  therefore,  raised  the  pene- 
tration of  100  lb  of  asphalt  3  points  (30  4-10).  The  penetration  desired 
for  the  -asphalt  cement  was  55  and  the  penetration  of  the  hard  asphalt 
was  30,  hence  sufficient  flux  should  have  been  used  to  raise  the  penetration 
of  the  hard  asphalt  25  (55  —  30)  points  and  this  would  require  8  \i  lb  (25  4-  3) 
of  flux  for  every  100  lb  of  asphalt.  Stated  in  another  way,  the  asphalt 
cement  should  contain  12  lb  (100  -5-  8H)  of  hard  asphalt  for  every  pound 
ol  flux.  The  charging  record  shows  that  2000  lb  of  flux  were  used,  hence 
24  000  lb  (2000  X  12)  of  hard  asphalt  should,  have  been  put  in  the  kettle. 
As  only  20  000  lb  were  put  in,  it  will  be  necessary  to  add  4000  lb 
(24  000  —  20  000)  more  of  hard  asphalt.  These  calculations  based  on  the 
softening  power  of  the  flux  are  sufficiently  accurate  for  practical  purposes 
but  do  not  hold  good  over  a  very  wide  range.  The  softening  power  of 
1  lb  of  flux  added  to  a  hard  asphalt  of  20  penetration  will  usually  be  less 
than  the  softening  power  of  1  lb  of  the  same  flux  added  to  an  asphalt  cement 
of  50  penetration  composed  of  the  same  asphalt  and  flux.  After  the  kettle 
has  been  charged  the  heat  should  be  gradually  increased  until  the  contents 
are  completely  liquefied,  after  which  it  should  be  thoroly  agitated  until  the 
flux  and  asphalt  are  in  complete  solution.  The  time  required  for  this 
depends  upon  the  asphalt  and  flux  used  as  some  asphalts  dissolve  much 
more  readily  than  others.  The  general  practice  is  to  charge  the  kettles 
at  night  and  keep  a  slow  fire  under  them,  gradually  bringing  the  tempera- 
ture up  to  149°  C  (300°  F)  by  the  morning.  Very  often  the  night  watchman 
looks  after  the  fires,  or  steam,  if  steam  melting  is  used.  Before  starting  work 
in  the  morning  the  contents  of  the  kettle  must  be  thoroly  agitated.  No 
asphalt  cement  should  ever  be  drawn  from  a  kettle  until  the  contents  are 
completely  liquefied  and  thoroly  agitated.  If  the  asphalt  used  contains 
a  considerable  proportion  of  foreign  matter  which  is  liable  to  settle  to  the 
bottom  of  the  kettles,  agitation  must  be  kept  up  while  the  asphalt  cement 
is  in  use.  Different  forms  of  agitation  are  employed,  mechanical  agit  a  tin- 
being  the  best  for  impure  asphalts,  such  as  Trinidad.     With  pure  aspl 
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requiring  but  little  agitation,  high  pressure  steam  or  air  may  be  used,  birfc 
both  of  these  means  of  agitation  tend  to  harden  the  asphalt  cement 
therefore  should  not  be  employed  to  excess.  Steam  is  more  liable  to 
off  light  oils  and  air  is  liable  to  oxidize  the  asphalt  and  reduce  its  ductility. 
Care  must  be  exercised  in  using  steam  agitation  to  see  that  no  water  enters 
with  it  into  the  asphalt  cement  as  this  will  at  once  cause  dangerous  foaming. 
Some  asphalts  are  more  liable  to  injury  from  overheating  than  are  others* 
and  under  ordinary  circumstances  it  is  best  to  set  149°  C  (300°  F)  as  the 
mftTJTTmm  temperature  to  which  the  asphalt  cement  is  to  be  heated.  Izx 
certain  cases,  owing  to  low  air  temperature,  very  wet  sand,  long  haul,  or 
insufficient  drier  capacity,  it  may  be  necessary  to  increase  this  somewhat 
in  order  to  turn  out  the  mixture  at  a  sufficiently  high  temperature  to  in- 
sure its  being  sufficiently  hot  when  it  reaches  the  work.  Under  those 
circumstances  it  may  be  permissible  to'  heat  the  asphalt  cement  up  to  & 
maximum  of  177°  C  (350°  F),  but  this  should  never  be  exceeded.  Gi 
hamite  and  some  varieties  of  Cuban  asphalt  which  are  very  slow  to 
solve  in  the  flux  may  be  heated  for  a  short  time  up  to  204°  C  (400°  F>  to 
facilitate  solution,  but  once  solution  is  complete  the  maximum  tempera- 
tures previously  stated  should  be  adhered  to.  When  work  is  stopped 
before  the  contents  of  a  kettle  are  used  up,  the  heat  should  be  lowered 
or  entirely  withdrawn,  depending  on  the  duration  of  the  stoppage.  Every 
kettle  of  asphalt  cement  must  be  tested  for  penetration  before  it  is  put 
in  use,  and  this  also  applies  to  asphalt  cement  left  over  from  a  previous 
day's  run.  Where  it  is  suspected  that  the  asphalt  cement  is  hardening 
very  rapidly  in  the  kettles,  additional  penetration  tests  should  be  taken 
as  it  is  being  used  up,  and,  if  found  necessary,  more  flux  should  be  added 
to  it  from  time  to  time.  In  such  cases  thoro  agitation  for  J4  hr  after  the 
flux  has  been  added  will  usually  be  all  that  is  required  to  make  the  asphalt 
cement  fit  for  use.  Some  few  foremen  can  tell  the  penetration  of  an  asphalt 
cement  within  three  points  by  chewing  it,  but  this  should  only  be  used 
as  a  guide  and  accurate  penetration  tests  should  always  be  taken.  Flow 
tests  have  also  been  used  to  check  the  penetration  of  an  asphalt  cement, 
reference  being  had  to  a  standard  sample  for  comparison.  Asphalt  cements 
made  from  different  asphalts  and  the  same  flux  will  have  quite  different 
flows,  however,  and  this  is  true  also  of  asphalt  cements  made  from  the 
same  asphalt  and  different  fluxes.  For  this  reason  the  flow  test  is  much 
less  used  at  the  present  time  than  it  was  formerly,  and  in  every  instance 
requires  that  a  check  test  be  run  on  a  standard  sample  made  from  exactly 
the  same  materials  as  the  asphalt  cement  being  tested.  Wherever  asphalt 
cement  is  pumped,  the  pipes  and  pump  should  be  steam-jacketed  and 
carefully  drained  when  the  plant  is  shut  down,  otherwise  the  asphalt  cement 
will  solidify  in  them. 

Binder.  As  previously  noted,  this  is  composed  of  stone  or  stone  and 
sand  and  asphalt  cement.  The  preparation  of  the  asphalt  cement  h»« 
already  been  described.  When  sand  and  stone  are  used,  these  should  be 
kept  in  separate  piles  and  should  be  mixed  in  the  proper  proportions  in 
a  small  pile  just  in  front  of  the  cold  sand  elevator.  In  large  plants  pro- 
vided with  storage  bins  for  raw  materials  the  mixing  is  sometimes  done 
automatically  by  means  of  feeding  hoppers  delivering  on  to  a  conveyor 
helt.     Sufficient  heat  must  be  maintained  under  the  drying  drum  to  insure 

a  delivery  of  the  stone  at  the  proper  temperature  to  the  stone  bin.  It  is 
essary  to  start  the  fires  under  the  drier  some  time  in  advance  of  passing 
te  thru  them  in  order  that  it  shall  work  efficiently.    The  temperature 
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of  the  stone  as  it  comes  from  the  drier  must  be  tested  frequently.    If  it  is 
Coo  cold  the  rate  of  feed  should  be  decreased  and  the  fire  increased  and  this 
should  be  reversed  if  the  stone  is  too  hot.    By  putting  the  drum  fireman 
in  charge  of  the  feeding  this  can  be  regulated,  but  an  experienced  drum 
fireman  must  be  employed  if  temperatures  are  to  be  kept  uniform.    Elec- 
trical pyrometers  are  frequently  installed  in  the  boot  of  the  hot  sand  ele- 
vator and  their  recording  dials  placed  where  the  drum  fireman  or  feeders 
can  readily  see  them.    The  pyrometer  readings  should  be  checked  up  from 
time  to  time  with  a  thermometer  as  they  are  liable  to  derangement.    The 
temperatures  to  which  the  sand  and  stone  should  be  heated  will  vary,  de- 
pending upon  the  air  temperature,  the  length  of  haul,  the  proportion  of 
sand  used  in  the  binder  and  the  kind  of  asphalt  cement  employed.     In 
cold  weather  with  a  long  haul  the  binder  mixture  should  leave  the  plant 
at  a  higher  temperature  than  in  warm  weather  with  a  short  haul.     A  close 
binder,   that  is,  one  containing  approximately  25%  of  sand,  requires  a 
higher  working  temperature  than  a  binder  composed  entirely  of  compara- 
tively  coarse   stone.     Certain   asphalt   cements   require   higher   working 
temperatures  than  others.     The  guiding  principle  should  be  to  use  tem- 
peratures which  will  not  injure  the  materials  and  which  will  insure  the 
delivery  of  the  binder  on  the  street  at  the  most  favorable  temperature  for 
laying  and  working  it.     Depending  upon  the  different  conditions  stated, 
the  temperature  of  the  stone  or  stone  and  sand  when  it  is  put  in  the  mixer 
should  be  between  107°  C  (225°  F)  and  177°  C  (350°  F),  but  for  any  given 
set  of  conditions  the  limit  of  variation  should  not  .exceed  28°  C  (50°  F). 
A  certain  drop  in  temperature  always  takes  place  between  the  boot  of  the 
hot  sand  elevators  and  the  discharge  of  the  storage  bin,  and  this  must  be 
determined  in  each  case  and  allowance  made  for  it  when  establishing  limits 
for  temperatures  taken  at  the  boot  of  the  hot  sand  elevator.     Material 
which  is  too  cold  must  be  dumped  and  passed  thru  the  heating  drums 
again.     Material  which  is  only  slightly  overheated  may  be  put  in  the 
mixer  and  allowed  to  cool  off  by  agitation  before  the  asphalt  cement  is 
added.     When  it  has  cooled  down  to  the  proper  point  the  asphalt  cement 
may  then  be  added  and  the  mixing  continued  in  the  ordinary  way.     If  it 
is  much  too  hot  it  should  be  dumped  and  allowed  to  become  cool  and  again 
passed  thru  the  drums.     Segregation  is  liable  to  take  place  to  a  considerable 
extent  in  mixtures  of  stone  and  sand  during  their  passage  thru  the  heating 
drums  and  while  in  the  storage  bin.   'In  many  plants,  therefore,  the  stone 
and  sand  after  being  heated  are  separated  by  revolving  screens  over  the 
storage  bins  and  are  then  recombined  in  definite  proportions  by  weight 
before  being  put  into  the  mixer.     Some  years  ago  the  sand  and  stone  enter- 
ing into  each  batch  were  always  measured  by  volume  and  this  was  also 
true  of  the  asphalt  cement.     Modern  practice  is  to  weigh  all  the  ingre- 
dients and  this  is  much  the  better  and  more  accurate  way  altho  many  of 
the  older  plants  still  jise  the  volume  method.     After  the  various  ingredients 
have  been  measured  or  weighed  out,  they  are  dumped  into  the  mixer, 
where  they  should  remain  for  from  ^  to  1  min  to  insure  thoro  mixing. 
A  close  binder  should  be  mixed  for  a  longer  time  than  is  necessary  for 
an  open  binder  and  the  slower  the  speed  at  which  the  mixing  shafts  revolve 
the  longer  should  the  mixing  period  be.     From  the  mixer  the  binder  is 
discharged  into  wagons  below.     If  the  stone  has  been  heated  too  hot  the 
contents  of  the  mixer  will  give  off  a  peculiar  blue  smoke  easily  recognizable, 
and  if  the  heating  has  been  carried  to  a  very  high  point,  204°  to  260°  <"! 
(400°  to  500°  F),  the  asphalt  cement  will  probably  take  fire,  in  either  ci 
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the  mixture  should  be  dumped  and  discarded.  In  some  cases  old  asphalt 
pavements  are  pulverised  and  used  in  place  of  sand.  Where  this  is  done 
the  stone  is  heated  separately  and  the  requisite  quantity  of  cold  pulver- 
ised pavement  is  added  to  it  just  before  it  is  placed  in  the  mixer.  This 
necessitates  heating  the  stone  to  a  higher  temperature  than  would  other- 
wise be  necessary  in  order  to  offset  the  addition  of  this  amount  of  cold 
material.  The  stone  and  old  pavement  should  be  mixed  together  for  suffi- 
cient time  to  equalize  their  temperatures  before  adding  the  asphalt  cement. 
Mixing  should  be  continued  until  the  bitumen  is  evenly  disseminated 
thru  the  mass  and  each  particle  thoroly  coated.  Fat  spots  or  accumula- 
tions of  asphalt  cement  in  the  binder  must  be  avoided  as  these  will  soften 
the  pavement  laid  over  them.  As  soon  as  the  plant  is  shut  down,  mixer 
and  asphalt  dement  bucket  must  be  cleaned  to  prevent  excessive  accumu- 
lation of  asphalt  cement  and  binder  mixture  upon  them. 

Paint  Coat.  Where  a  cheaper  form  of  construction  is  desired,  a  paint 
coat  is  sometimes  substituted  for  the  binder  course.  It  is  questionable, 
however,  whether  it  is  suitable  for  heavy  traffic  streets  and  in  any  case 
great  care  must  bo  taken  in  its  preparation  and  application  in  order  to 
secure  satisfactory  results.  It  usually  consists  of  asphalt  or  asphalt  cement 
dissolved  in  gasolene  or  naphtha.  In  some  cases  gas  engine  distillate, 
heavy  naphtha,  or  turpentine  substitute  is  used  instead  of  gasolene.  Cer- 
tain asphalts  dissolve  readily  in  naphtha  and  make  a  paint  which  will  dry 
with  a  glossy  surface.  Other  asphalts  require  the  use  of  a  heavier  solvent 
as  they  are  not  sufficiently  soluble  in  naphtha  to  make  a  glossy  paint. 
Too  heavy  a  solvent  should  be  avoided,  as  paint  made  with  it  will  not 
dry  rapidly  enough  to  permit  the  surface  mixture  to  be  laid  on  it  shortly 
after  the  paint  has  been  applied.  As  only  comparatively  small  quantities 
of  the  paint  are  used,  it  is  usually  manufactured  in  a  more  or  less  crude 
way  at  the  paving  plants,  either  in  small  kettles  or  in  barrels.  If  melting 
kettles  are  used  the  proper  proportion,  which  varies  with  the  asphalt  and 
solvent  used  but  generally  averages  about  5  lb  of  asphalt  to  1  gal  of  naphtha, 
is  melted  in  the  kettle.  The  fire  is  then  completely  quenched  and  the 
naphtha  is  added  in  gradually  increasing  quantities,  with  constant  stirring, 
until  the  asphalt  is  completely  dissolved  and  the  proper  amount  of  naphtha 
has  been  added.  If  made  in  a  barrel,  the  barrel  is  laid  on  its  side  and 
filled  about  one  half  its  capacity  with  naphtha.  Melted  asphalt  from  a 
kettle  is  then  poured  in  thru  the  bunghole  in  a  fine  stream  and  the  mixture 
thoroly  agitated  from  time  to  time  by  rocking  the  barrel.  When  the  melted 
asphalt  and  gasolene  first  come  into  contact,  the  heat  of  the  asphalt  causes 
the  gasolene  to  boil  and  inflammable  vapors  are  given  off  which  on  a  still 
day  run  along  the  surface  of  the  ground  for  a  considerable  distance.  For 
this  reason  the  whole  operation  should  be  conducted  not  less  than  100 
ft  away  from  any  fire.  The  bung  of  the  barrel  should  not  be  driven  in 
until  the  solution  is  complete  and  has  cooled  off;  otherwiso  the  barrel 
may  be  burst  by  the  pressure  of  the  gasolene  vapor.  The  paint  when 
made  should  be  tested  before  using  it  to  see  that  it  dries  with  a  sufficiently 
thick  glossy  film  to  act  as  a  cementing  agent  between  the  foundation  and 
the  wearing  course.  The  paint  coat  when  used  is  usually  limited  to  con- 
— •**»  foundations,  which  should  be  quite  smooth  and  have  the  mortar  well 
^  to  the  surface,  or  to  old  brick  pavements  which  are  being  covered 
■  asphalt  wearing  surface. 
\g  Course.  The  first  step  in  the  manufacture  of  the  surface  mix- 
ie  feedLig  of   the  cold  sand  to  the  drier.     As  previously  noted 


Art.  14  Methods  of  Manufacture  983 

under  sand,  it  is  almost  always  necessary  to  mix  two  or  more  sands  to- 
gether in  -order  to  get  the  proper  grading.     To  insure  a  uniform  mixture 
the  proportions  determined  upon  must  not  only  be  strictly  adhered  to  but 
the  different  sands  mixed  must  be  reasonably  uniform  in  quality.     Deliv- 
eries, especially  from  small  dealers  who  are  not  accustomed  to  the  require- 
ments of  the  asphalt  business,  often  vary  very  greatly  and  for  this  reason 
must  be  carefully  watched  and  tested.     The  different  kinds  of  sand  used 
must  be  kept  in  separate  piles.     If  they  become  mixed  it  is  almost  impos- 
sible to  turn  out  a  uniform  mixture.     The  various  sands  are  usually  wheeled 
to  a  pile  just  in  front  of  the  cold  sand  elevator  and  measured  by  wheel- 
barrow loads.     A  certain  amount  of  preliminary  mixing  should  be  done 
by  shovels  before  feeding  them  to  the  elevator.     In  some  cases  the  sands 
are  measured  in  a  box  or  form  as  used  in  concrete.     Where  the  main  sand 
piles  are  close  to  the  elevator,  the  sands  are  sometimes  shovelled  direct 
from  the  piles  to  the  boot  of  the  elevator,  count  being'  kept  of  the  number 
of  shovelfuls  from  each  pile.     If  two  sands  are  being  mixed  in  the  propor- 
tion of  2  :  1,  two  men  would  be  placed  at  one  pile  and  one  man  at  the  other 
pile  and  each  man  would  be  instructed  to  feed  at  approximately  the  same 
rate.     Too  much  attention  can  not  be  paid  to  the  mixing  of  the  sand  and 
frequent  sieving  tests  should  be  made  during  the  day  to  see  that  the  de- 
aired  result  is  obtained.     Dry  hot  sand  is  very  difficult  to  sample  satis- 
factorily and  for  this  reason  it  is  preferable,  wherever  possible,  to  sample 
the  wet  sand  being  fed  to  the  drums.     Where  the  buckets  of  the  cold  sand 
elevator  discharge  into  the  feeding  hopper  of  the  drying  drum  some  sand 
is  usually  thrown  outside  of  the  hopper  and  gradually  accumulates  in  a 
small  pile  on  some  projecting  beam  or  platform  or  the  ground.     By  clean- 
ins  this  away  and  sampling  the  accumulation  during,  say,  15  min,  an  excel- 
lent average  of  the  sand  fed  thru  the  drum  during  that  period  is  obtained. 
As  this  sand  is  usually  damp,  it  can  readily  be  sampled,  after  which  it 
should  be  dried  and  sifted.     A  very  great  proportion  of  inferior  pavements 
are  directly  traceable  to  lack  of  care  in  the  selection  and  mixing  of  sands 
and  failure  to  see  that  the  sand  deliveries  were  uniform  and  the  piles  kept 
separate.     Where  one  of  the  sands  is  being  used  in  small  proportion,  fairly 
thoro  preliminary  mixing  before  feeding  to  the  elevator  is  essential.     The 
regulation  of  the  temperature  of  the  heated  sand  is  even  more  essential 
in  a  surface  mixture  than  in  a  binder,  as  it  is  the  wearing  surface  that  is 
directly  subject  to  the  wear  and  tear  of  traffic  and  to  climatic  conditions. 
The  temperature  to  which  the  sand  should  be  heated  is  subject  to  the 
same  considerations  as  those  which  govern  the  temperature  of  the  binder 
aggregate;   that  is,  as  to  denseness  of  mixture,  weather  conditions,  length 
of  haul  and  kind  of  asphalt  used.     Some  mixtures  rake  very  much  stiffer 
than  do  others,  due  either  to  the  kind  of  asphalt  cement  used,  its  pene- 
tration, the  character  and  grading  of  the  sand  or  the  amount  and 'kind 
of  filler  used  in  the  mixture.     Generally  speaking,  stiff  raking  mixtures 
require  to  be  sent  out  at  a  higher  temperature  than  do  easy  raking  ones 
and  the  first  load  sent  out  in  the  morning  and  after  the  noon  shut-down 
should  be  as  hot  as  consistent  with  safety  to  insure  a  good  joint  with  the 
cold  material  previously  laid.     Depending  upon  the  above  conditions,  the 
permissible  temperature  limits  for  the  sand  as  it  is  delivered  to  the  mixer 
varies  from  121°  to  177°  C  (250°  to  350°  F),  but  for  any  one  set  of  con- 
ditions the  variation  should  not  exceed  28°  C  (50°  F),  and  the  lower  limits 
'would  only  apply  to  easy  raking  and  not  very  dense  light  traffic  mix4 
laid  in  the  very  hottest  summer  weather.     Sand  which  is  too  hot  oi 
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cold  should  be  dumped  and  fed  thru  the  drums  a  second  time.     When 
the  sand  is  very  wet,  mixing  it  with  a  certain  proportion  of  dry  sand  at 
sand  which  is  still  hot  will  increase  the  output  of  the  drier.     Where   the 
drier  capacity  is  limited  and  the  sand  full  of  moisture  it  is  sometimes  nec- 
essary to  run  a  considerable  proportion  of  the  sand  thru  the  drier  twice. 
The  sand  and  dust  for  each  batch  should  preferably  be  weighed  out  and 
a  weighed  amount  of  asphalt  cement  added  to  it  in  the  mixer,  altbo  some 
plants  still  adhere  to  the  old  method  of  measuring  the  various  constitu- 
ents.    Once  the  formula  for  the  mixture  has  been  decided  upon,  it  should 
be  strictly  adhered  to  and  careless  methods  upon  the  mixing  platform 
should  not  be  tolerated.     Each  batch  should  be  given  a  full  minute's  raiding 
after  all  the  ingredients  have  been  brought  together  and  a  less  time  for 
mixing  should  not  be  allowed.    This  is  based  upon  the  assumption  that 
the  blades  of  the  mixer  are  in  good  condition  and  have  a  speed  of  from 
66  to  80  rev  per  min.    If  the  mixer  speed  is  slower  than  this,  the  time 
should  be  correspondingly  increased.     In  any  event  the  mixing  must  be 
continued  until  all  the  grains  are  thoroly  and  evenly  coated  with  asphalt 
cement.     This  is  especially  important  where  climatic  conditions  are  severe, 
more  particularly  as  regards  rainfall.    The  more  thoro  the  coating  of  each 
grain  with  asphalt  cement  the  better  will  the  pavement  resist  disintegrat- 
ing influences.     Every  experienced  painter  knows  the  value  of  thoro  rub- 
bing in  with  a  brush  if  he  expects  his  painted  surface  to  stand  exposure. 
With  a  trained  gang  and  a  well  equipped  and  designed  plant,  a  batch  can 
be  turned  out  in  1^  min  and  still  allow  a  full  minute's  mixing.    Barring 
breakdowns  or  unforeseen  delays,  a  plant  should  average  in  a  day's  run 
1  batch  every  2  min,  but  this  means  that  the  plant  must  be  in  good  me- 
chanical condition,  the  gang  well  broken  in  and  no  delays  must  occur  in 
loading  the  wagon,  and  the  temperature  of  the  sand  must  be  kept  con- 
stantly within  the  proper  limits.     It  is  probably  not  too  much  to  say  that 
most  of  the  failures  in  sheet-asphalt  pavements  have  been  due  to  impropei 
sand  and  methods  of  manufacture  and  laying  rather  than  to  inferior  asphalt. 
The  character  of  the  surface  mixture  being  turned  out  should  be  carefully 
watched  and  the  temperature  of  each  load  taken  and  recorded.    In  the 
hands  of  a  trained  man  the  mixture  may  be  very  closely  regulated  by  the 
pat  test,  which  is  fully  described  under  the  head  of  inspecting  and  sampling 
methods.    At  a  given  temperature  very  small  variations  of  bitumen  in 
the  mixture  can  readily  be  detected  and  any  considerable  variation  in  the 
mesh  composition  is  plainly  apparent  on  a  careful  examination  of  the 
smooth  surface  of  the  pat.    After  the  mixing  is  completed  the  mixture  is 
dumped  into  carts.     In  some  plants,  in  order  to  reduce  the  time  required 
for  loading  and  overcome  slight  delays  in  the  arrival  of  wagons  from  the 
street,  a  hopper  similar  to  the  box  of  the  dumping  wagon  and  of  sufficient 
size  to  accommodate  a  full  wagon  load  of  mixture  is  placed  directly  under 
the  mixer.     This  can  be  filled  while  waiting  for  the  arrival  of  a  wagon 
and  its  entire  contents  can  be  dumped  as  quickly  as  a  single  batch,  thus 
permitting  the  work  of  the  mixer  to  proceed  uninterruptedly  except  in 
the  case  of  serious  delays  to  the  wagon  service.     At  the  close  of  work  the 
mixer  and  asphalt  cement  bucket  should  be  thoroly  cleaned  as  noted  under 
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iportation.    The  hot  material  is  brought  to  the  street  in  carts, 
or  motor  trucks  and  should  be  protected  from  the  air  while  in 
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transit  by  canvas  coven.     With  proper  protection  and  suitable  wagons,  the 
lorn  in  temperature  of  a  load  of  hot  binder  or  surface  mixture  should  not 
exceed  5.6°  C  (10°  F)  in  2  hr  when  the  air  temperature  is  above  4°  C  (40°  F). 
In  extremely  cold  weather  the  loss  will  of  course  be  somewhat  greater. 
Besides  being  uneconomical  very  small  loads  are  undesirable  as  they  in- 
crease the  number  of  joints  in  the  pavement,  more  especially  if  they  do 
not  arrive  on  the  street  at  regular  intervals.     Drivers  during  a  long  haul 
are  very  apt  to  wait  for  each  other,  which  results  in  several  loads  reaching 
the  street  at  about  the  same  time.     This,  of  course,  causes  a  gap  between 
subsequent  deliveries.     Loads  of  too  large  a  size  are  objectionable,  espe- 
cially for  surface  mixture,  as  a  large  mass  of  material  is  liable  to  become 
so  consolidated  by  the  jarring  incident  to  a  long  haul  that  it  can  only  be 
removed  from  the  wagons  with  great  difficulty.     In  cities  having  large 
permanent  plants  the  tendency  is  to  run  to  maximum  sized  loads.     In 
smaller  towns  and  where  the  route  of  haul  is  hilly,  the  smaller  sized  loads 
prevail^    The  average  load  used  thruout  the  country  varies  from  2  to  4 
tons.     The  carts  should  be  kept  clean  and  if  not  provided  with  iron  linings 
are  usually  whitewashed  or  oiled  in  the  inside  every  day  to  facilitate  the 
removal  of  the  mixture  from  them.     Two-wheeled  carts  are  usually  too 
small  to  give  satisfac  ory  service  for  the  reasons  previously  mentioned. 
Dumping  wagons  with  a  small  turning  radius  are  preferable,  as  they  can 
deliver  their  loads  and  get  away  with  little  loss  of  time.    The  ordinary 
type  of  dirt  wagon  with  removable  bottom  slats  for  dumping  should  be 
avoided,  as  the  mixture  cools  off  rapidly  in  them  during  transit  and  while 
being  dumped  and  much  of  it  is  lost  in  the  dumping  process.     Many  con- 
tractors carry  their  own  wagons  or  wagon  bodies  with  them  and  hire  local 
teams  and  running;  gear.     In  certain  special  cases,  large  quantities  of  hot 
mixture  have  been  sent  by  rail  or  water  for  considerable  distances.     In  such 
cases  the  mixture  on  the  outside  of  the  load  will  probably  chill  to  such  an 
extent  that  it  should  be  discarded.     Reheating  the  partially  chilled  mate- 
rial from  the  outside  has  been  resorted  to  in  such  cases,  but  it  is  very  liable 
to  injure  the  mixture  and  should  not  be  considered  as  standard  or  good 
practice. 

Binder.  The  surface  of  the  concrete  should  be  dry  and  swept  clean 
before  laying  binder  upon  it.  A  Blight  amount  of  dampness  is  not  objec- 
tionable but  the  surface  must  be  free  from  pools  of  water.  Upon  arrival 
at  the  street  the  load  of  binder  mixture  should  be  dumped  on  a  spot  near 
but  outside  of  that  on  which  it  is  to  be  spread.  It  is  then  roughly  dis- 
tributed by  means  of  hot  shovels  over  the  area  to  be  covered  and  final 
distribution  is  effected  by  hot  rakes,  after  which  it  should  be  rolled  with 
a  steam  roller  of  from  5  to  7  tons  weight.  Those  portions  of  the  surface 
which  are  not  accessible  to  the  roller  should  be  tamped  with  hot  tampers. 
An  open  binder  of  good  quality  should  appear  bright  and  glossy  when  it 
reaches  the  street  and  each  particle  of  stone  should  be  thoroly  and  uni- 
formly coated  with  asphalt  cement.  If  an  insufficient  amount  of  asphalt 
cement  has  been  used,  the  stone  will  have  a  dull  appearance,  and  this 
will  also  be  the  case  if  the  stone  has  been  heated  too  hot,  in  which  event 
much  of  the  asphalt  cement  will  run  off  during  transit  to  the  street  and 
may  be  found  in  pools  in  the  bottom  of  the  wagon.  In  either  case  the 
binder  mixture  will  be  lacking  in  bond  and  will  probably  break  up  under 
the  roller  or  by  the  subsequent  passage  of  wagons  over  it  during  the  delivery 
of  surface  mixture  on  the  work.  Close  binder  containing  a  considerable 
proportion  of  fine  material  will  not  have  this  glossy  appearance.    When 
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fat  spots  showing  an  excess  of  asphalt  cement  are  apparent,  these  must 
be  cut  out  and  replaced  with  other  material.     The  practice  of  drying 
them  with  limestone  dust  and  hot  smoothers  is  not  to  be  recommended. 
The  mixture  should  reach  the  street  at  a  temperature  between  93°  and 
163°  C  (200°  and  325°  F),  depending  upon  the  composition  of  the  binder 
and  the  air  temperature.     If  too  cold,  it  can  not  be  raked  and  spread  evenly 
or  properly  compressed  under  the  roller.     If  too  hot,  it  will  be  burnt  or 
lacking  in  bitumen  and  will  not  bond  together  when  rolled.     Close  binder 
should  reach  the  street  at  a  higher  temperature  than  is  advisable  or  neces- 
sary for  open  binder,  as  the  latter  variety  is  much  more  prone  to  lose  part 
of  its  asphalt  cement  by  draining  during  transit  if  the  stone  is  too  hot. 
If  the  binder  is  dumped  on  the  spot  on  which  it  is  to  be  spread,  the  bottom 
of  the  load  will  remain  where  it  was  dumped  and  will  have  been  compressed 
to  a  certain  extent  by  the  weight  of  the  material  on  top  of  it.     The  balance 
of  the  load  will  have  been  thoroly  loosened  up  by  shovelling  and  raking, 
whereas  that  which  remains  in  the  place  where  it  was  first  dumped  will  only 
be  loosened  to  a  small  extent  by  the  rakes.     When  the  entire  load  has 
been  spread  so  as  to  present  an  even  upper  surface,  that  portion  on  which 
the  load  was  dumped  will  be  covered  with  a  greater  weight  of  binder  mix- 
ture, owing  to  its  increased  density,  than  the  other  portion.     When  it  has 
all  been  reduced  to  a  uniform  density  by  rolling,  this  will  result  in  an  un- 
even surface.     This  consideration,  while  important  in  the  case  of  binder,  is 
much  more  so  when  surface  mixture  is  being  laid.     Concrete  is  rarely  in 
this  country  laid  to  an  absolutely  true  grade.     One  of  the  functions  of 
the  binder  course  is  to  fill  in  the  depressions  in  the  concrete  and  bring 
it  up  to  an  even  surface  parallel  to  the  surface  for  the  finished  street.     Binder 
is  much  cheaper  than  surface  mixture  and  it  is  therefore  to  the  interest 
of  the  contractor  to  see  that  all  depressions  are  filled  with  binder  and  that 
the  binder  course,  after  rolling,  is  true  to  grade.     This  is  desirable  from 
another  standpoint  as  well,  for  a  wearing  course  which  is  of  uniform  thick- 
ness will  wear  more  evenly  and  be  less  subject  to  displacement  than  one 
which  varies  greatly  in  thickness.     While  it  is  one  of  the  functions  of  the 
binder  course  to  fill  up  minor  depressions,  this  should  not  be  carried  too 
far.     Mistakes  in  grade  in  laying  the  concrete  which  result  in  depressions 
several  inches  in  depth  over  considerable  areas  should  not  be  filled  in  with 
binder,  as  it  will  be  liable  to  displacement  under  traffic.     Maximum  com- 
pression is  not  as  necessary  with  binder  as  with  surface  mixture  and  the 
rolling  may  therefore  be  delayed  for  some  time  after  it  has  been  spread, 
more  especially  if  it  is  tender  or  has  reached  the  street  at  or  near  the  maxi- 
mum allowable  temperature.     A  good  binder  mixture  properly  compressed 
should  not  be  damaged  by  hauling  sufficient  surface  mixture  over  it  to 
cover  it.     If  it  breaks  up  under  these  conditions  it  is  evidence  that  it  is 
of  poor  quality.     An  open  binder  in  very  cold  weather  is  much  more  liable 
to  be  broken  up  in  this  way  than  a  close  binder  and  if  found  necessary, 
should  be  protected  by  planks.     Generally  speaking,  as  little  hauling  as 
possible  should   be  done  over  the   binder.     The  surface  of  the  finished 
binder  should  be  kept  clean  until  it  is  covered  with  the  wearing  course, 
which  should  be  put  down  as  soon  as  possible. 

Wearing  Course.     Before  the  mixture  is  spread,  all  dirt  must  be  re- 
moved from  the  surface  of  the  binder  course  and  it  is  customary  to  paint 
><*  of  manholes  and  gutters  with  a  thin  coating  of  asphalt  cement 
adhesion  and   prevent  the  water  from  finding  an  entrance  at 
'«.     This  should  be  done  with  care,  as  too  much  asphalt  cement 
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At  any  one  point  Will  enrich  the  adjacent  surface  mixture  to  an  undesirable 
extent  and  may  make  it  soft  enough  to  cause  shoving.     The  dumping 
and  spreading  of  the  surface  mixture  is  carried  on  in  the  same  way  as  with 
binder  mixture  except  that  more  care  must  be  exercised,  as  this  material, 
when  spread  and  rolled,  will  form  the  finished  surface  of  the  roadway. 
Great  care  must  be  exercised  to  thoroly  fluff  up  or  loosen  the  hot  material 
to  the  same  extent  thruout  and  the  precaution  regarding  dumping  outside 
of  the  spot  on  which  it  is  to  be  laid  should  be  strictly  observed.     The 
rakers  should  not  be  permitted  to  stand  in  the  hot  material  while  raking 
it  and  for  this  reason  no  more  should  be  deposited  in  place  by  the  shovellers 
at  any  one  time  than  can  be  handled  by  the  rakers.     They  should  work 
it  up  thoroly  with  their  rakes  and  with  a  stiff  dense  mixture  this  is  often 
hard    labor.     The  temperature  at  which  the  mixture  should  reach  the 
street  depends  upon  its  composition,  the  air  temperature,  and  the  physical 
characteristics  of  the  materials  used.     The  usual  limits  are  from  110°  to 
177°  C  (230°  to  350°  F),  but  the  lower  limit  only  applies  to  the  less  dense 
light  traffic  mixtures  made  with  asphalts  which  become  extremely  liquid 
at  comparatively  low  temperatures  and  which  are  being  laid  in  the  hottest 
summer  weather.     Generally  speaking,   the  temperature  should  be  such 
that  the  mixture  can  be  raked  without  too  great  difficulty,  but  very  dense 
mixtures  are  always  more  or  less  stiff  to  rake  and  different  sands,  fillers, 
and  asphalts  affect  this  quality  to  a  marked  extent.     Rounded  sands  tend 
to  make  easy  raking  mixtures  and  those  containing  limestone  dust  as  a 
filler  rake  easier  than  those  in  which  a  Portland  cement  filler  is  used.     As- 
phalts which  do  not  liquefy  readily  under  heat  tend  to  make  stiff  raking 
mixtures.     Much  can  be  told  concerning  a  mixture  by  observing  how  it 
acts  when  dumped  from  the  wagon.     Dense,  heavy  traffic  mixtures  stand 
up  and  the  pile  partly  retains  the  shape  of  the  wagon.     This  is  true  of  the 
best  type  of  heavy  traffic  mixtures  regardless  of  what  asphalt  they  are  made 
with.    Very  rich  mixtures  will  always  be  more  or  less  sloppy  and  those  made 
with  hard  asphalt  cements  will  be  stiffer  than  those  made  with  soft  asphalt 
cements.     A  mixture  which  appears  dry  and  crumbly  under  the  rake  is 
usually  deficient  in  bitumen  and  mixtures  with  normal  sand  grading  and 
bitumen  contents  which  lack  cohesion  are  usually  deficient  in  filler.     Dif- 
ferent asphalts  have  their  own  peculiar  odor,  and  mixtures  made  with 
them  frequently  exhibit  certain  peculiarities  by  which  they  may  be  recog- 
nised by  the  trained  eye.     After  the  mixture  has  been  spread  and  raked, 
it  is  tamped  along  gutters  and  railroad  tracks  and  around  manholes  and 
is  then  rolled  with  a  5  to  10-ton  roller.     Some  mixtures  are  quite  tender 
when  hot  and  will  not  stand  a  heavy  roller  without  undue  displacement 
which  will  result  in  a  wavy  pavement.     In  such  cases  it  is  sometimes  advis- 
able to  run  the  lighter  end  of  the  roller  over  the  surface  first.     When  the 
weather  is  warm,  rolling  may  be  delayed  until  the  mixture  has  cooled  to 
a  sufficient  extent  to  stand  the  weight  of  the  roller.     Where  it  is  cold  and 
windy  it  is  advisable  to  use  a  light  steam  or  hand  roller  to  close  up  the 
surface  and  prevent  it  from  chilling  on  the  top  to  such  an  extent  that  the 
pavement  will  appear  honeycombed.     Very  hot  mixtures  will  pick  up  by 
adhering  to  the  roller,  more  especially  if  it  is  rough  from  being  used  on 
rolling  grade.     This  may  be  remedied  by  keeping  the  rolls  wetted  with 
a  mixture  of  kerosene  and  water.     Steam  may  also  be  used  to  wet  the 
rolls  but  flooding  them  with  fine  streams  of  water  which  run  down  on  the 
surface  of  the  hot  mixture  is  not  good  practice.     Kerosene  and  water  is 
the  best  and  it  materially  helps  to  close  up  the  surface  of  the  paveme-* 
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under  unfavorable  conditions.    After  the  preliminary  rolling,  it  is  customary 
to  sweep  cement  or  limestone  dust  over  the  surface  and  then  complete  the 
rolling.     This  is  often  done  too  close  to  the  freshly  raked  mixture  and  the 
dust  is  carried  on  to  it  by  the  wind,  making  it  difficult  to  close  it  up  properly. 
The  dust  should  be  kept  off  until  the  rolling  is  practically  finished,  as  in  this 
way  defects  in  the  surface  are  more  easily  detected  and  honeycombed  spots 
may  be  readily  closed  up  with  a  smoother.     Once  the  dust  has  been  swept 
on,  it  is  difficult  to  detect  minor  surface  imperfections  and  much  more  dif- 
ficult to  remedy  them  with  smoothers.      Generally  speaking,  maximum 
compression  should  be  given  to  the  pavement  and  this  can  only  be  secured 
by  rolling  while  it  is  hot.     The  roller  should  therefore  be  run  over  the 
mixture  just  as  soon  after  it  is  raked  as  the  physical  peculiarities  of  the 
mixture  will  allow  and  the  rolling  should  be  kept  up  as  continuously  there- 
after as  possible  until  maximum  compression  has  been  effected  and  the 
surface  is  smooth  and  true  to  grade.     The  more  unfavorable  the  weather 
conditions,  the  more  important  it  is  that  the  roller  should  keep  close  up 
to  the  rakers.     Rolling  a  cold  mixture  has  little  or  no  effect  upon  it.     Roll- 
ing should  at  first  be  conducted  parallel  to  the  curb  and  each  rolling  should 
partially  overlap  the  preceding  one.     When  rolling  straight  work  the  point 
at  which  the  roller  stops  on  the  first  roll  should  be  2  or  3  ft  distant  from 
the  point  at  which  it  stops  on  the  second  roll.     The  stopping  point  on  the 
third  roll  may  coincide  with  that  on  the  first,  and  so  on.    In  looking  across 
the  rolled  work  the  points  of  stoppage  of  the  roller  will  then  form  a  stag- 
gered line  across  the  street.     A  certain  amount  of  mixture  rolls  up  in  a 
wave  ahead  of  the  roller  and  the  method  of  rolling  just  described  prevents 
the  formation  of  a  continuous  wave  across  the  street  and  makes  it  easier 
to  finish  the  surface  true  to  grade.     Where  the  width  of  the  street  permits, 
it  is  customary  to  roll  diagonally  the  second  time  and  to  finish  by  straight 
rolling  parallel  to  the  curb.     Cross  rolling  is  also  sometimes  used  on  wide 
streets  and  a  skilled  rollerman  will  vary  his  methods  in  accordance  with 
circumstances  and  the  peculiarities  of  the  mixture.     Quick  rolling  is  not 
desirable,  as  it  does  not  give  the  slow  kneading  action  which  is  essential 
to  thoro  compression.     Two  hundred  square  yards  per  hour  is  about  the 
maximum  area  of  pavement  that  can  be  properly  rolled  by  one  roller  and 
to  do  this  satisfactorily  the  roller  must  be  kept  in  continuous  operation. 
Tampers  and  smoothers  must  be  used  with  great  care,  especially  the  latter, 
to  avoid  burning  the  mixture,  which  will  cause  it  to  scale  or  grind  out. 
Under  favorable  conditions  with  a  suitable  mixture  the  pavement  should 
close  up  properly  under  the  roller  and  the  smoother  only  be  required  on 
the  joints.     Under  unfavorable  conditions  it  may  be  necessary  to  employ 
smoothers  more  extensively,  but  they  should  not  be  heated  too  hot  and 
should  be  placed  in  the  hands  of  skilled  men.     Any  defects  of  surface,  such 
as  honeycombing,  which  requires  their  use  should  be  given  attention  im- 
mediately after  the  pavement  has  received  its  first  rolling,  as  it  is  then 
hot  and  a  very  short  application  of  the  smoother  will  suffice  to  close  it  up. 
After  it  is  cold,  there  is  much  more  danger  of  burning  it,  as  the  heat  must 
be  applied  for  a  longer  time.     When  fresh  material  is  laid  up  against  a 
cold  joint  it  is  always  advisable  to  iron  it  so  as  to  heat  the  cold  pavement 
sufficiently  to  insure  a  perfect  bond.     In  finishing  a  day's  work  provision 
must  be  made  for  joining  new  material  to  the  pavement  previously  laid. 
One  method  is  to  roll  the  finished  pavement  to  a  feather  edge  and  cut  it 
•^  so  as  to  expose  a  fresh  surface  of  the  full  thickness  just  before  com- 
ing the  next  day's  work.     This  cut  should  be  bevelled  and  not  vex- 
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tic&L  The  exposed  surface  is  sometimes  lightly  painted  with  asphalt 
cement  but  except  in  very  cold  weather  this  is  not  to  be  recommended 
owing  to  the  liability  of  getting  too  much  asphalt  cement  at  certain  points 
and  thus  softening  the  pavement  in  spots.  The  more  modern  and  better 
method  of  making  a  joint  is  to  attach  a  canvas  flap  to  a  %-in  rope  and 
lay  this  on  top  of  the  edge  of  the  wearing  course  while  it  is  being  rolled 
and  roll  the  pavement  under  it  to  its  final  compression.  The  rope  is  al- 
lowed to  remain  in  place  until  just  before  work  starts  the  next  day,  when 
it  is  removed  and  the  new  surface  mixture  raked  upon  the  fresh  surface 
thus  exposed. 

16.    Inspection  of  Manufacture  and  Laying 

Inspection  of  materials  and  processes  during  construction  work  may  be 
subdivided  into  plant  and  street  inspection. 

Plant  Inspection.  During  the  progress  of  the  work  additional  quanti- 
ties of  raw  materials  will  from  time  to  time  be  delivered  to  the  contractor's 
plant.  These  should  be  sampled  and  examined  in  the  manner  previously 
described  for  the  preliminary  inspection  of  raw  materials  and  no  deliveries 
should  be  used  in  construction  work  until  after  they  have  been  examined 
and  tested  and  found  to  be  in  accordance  with  the  requirements  of  the 
specifications.  Owing  to  delays  in  the  arrival  of  shipments  this  may  «t 
times  be  difficult,  if  not  impossible,  but  in  such  cases,  if  it  is  inadvisable 
to  shut  down  the  work  temporarily,  the  inspector  should  make  all  the 
tests  possible  at  the  plant  in  order  to  convince  himself  that  the  materials 
are  suitable  for  the  work.  If  he  is  able  to  determine  definitely  that  they 
are  unsuitable,  they  should,  of  course,  be  rejected  and  work  shut  down 
until  other  suitable  material  is  available.  At  times  it  may  be  necessary 
for  him  to  assume  the  responsibility  of  passing  the  materials  and  permit- 
ting their  use  pending  an  authoritative  report  from  the  central  testing 
laboratory.  Sometimes  there  will  be  but  little  risk  in  doing  this;  under 
other  circumstances  it  may  be  advisable  to  permit  the  contractor  to  pro- 
ceed with  his  work  with  the  distinct  understanding  that  if  the  materials 
are  found  not  to  comply  with  the  requirements  of  the  specifications  he 
will  take  it  up.  Such  an  arrangement  should  only  be  made  in  writing  and 
with  the  consent  of  the  resident  or  supervising  engineer.  Where  sand  is 
delivered  by  wagon-load,  it  will  usually  be  sufficient  to  take  an  average 
sample  of  the  day's  deliveries  and  test  it.  Where  the  sand  is  delivered 
by  rail  or  barge,  the  contents  of  each  car  or  barge  should  be  tested,  if  pos- 
sible before  unloading  it.  These  instructions  apply  also  to  stone  and  gravel. 
It  is  extremely  important  that  deliveries  of  various  grades  of  stone,  sand 
and  gravel  should  be  kept  separate. 

Generally  speaking,  the  processes  involved  in  the  manufacture  at  the 
plant  of  bituminous  paving  material  are:  Preliminary  mixing  and  heating 
of  the  mineral  aggregate;  preparation  and  heating  of  the  asphalt  cement 
or  bituminous  binder;  mixing  of  the  heated  mineral  aggregate  with  the 
hot  asphalt  cement  or  bituminous  binder. 

Preliminary  Mixing  and  Heating  of  the  Mineral  Aggregate.  The 
proportions  in  which  the  various  constituents  of  the  mineral  aggregate  are 
to  be  mixed  will,  of  course,  depend  upon  their  character  and  the  specifica- 
tions under  which  the  work  is  being  carried  on.  The  method  of  mixing 
the  different  ingredients  depends  somewhat  upon  the  feeding  arrangements 
at  the  plant  and  the  disposition  of  the  raw  materials.  In  certain  large 
plants  the  raw  materials  are  stored  in  bins.    In  some  instances  these  bins 
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have  automatic  feeding  devices  which  deliver  the  contents  of  the  bins 
upon  a  conveyor  belt.  In  such  cases  the  automatic  delivery  devices  whmiM 
be  set  at  the  proper  points  and  during  their  operation  should  be  watched 
from  time  to  time  in  order  to  see  that  they  are  delivering  the  desired  quan- 
tity, of  material.  With  certain  mixtures  a  mere  inspection  of  the  rni-r^H 
aggregate  as  it  is  being  fed  to  the  heating  drums  will  enable  the  inspector 
to  roughly  determine  whether  or  not  the  proportions  are  being  adhered  to. 
With  other  types  of  mixtures  this  is  very  difficult  to  regulate  by  observa- 
tion at  this  point.  In  the  majority  of  instances,  plants  are  not  provided 
with  storage  bins  of  the  type  previously  described  and  the  materials  axe 
dumped  in  piles  on  the  ground.  These  piles  are  usually  arranged  so  that 
the  material  from  them  can  be  easily  conveyed  to  the  feeding  device  for 
the  heating  drums  by  means  of  wheelbarrows  or  horse  slips;  Where  the 
mixture  consists  of  sand  and  stone  of  various  sizes,  with  a  considerable 
proportion  of  stone,  it  is  advisable  to  have  the  mixture  made  in  a  pile  ad- 
jacent to  the  feeding  device.  This  can  frequently  be  done  satisfactorily 
by  having  the  requisite  number  of  wheelbarrowfuls  of  the  various  ingre- 
dients dumped  on  a  certain  spot,  this  pile  to  be  roughly  mixed  by  shovels 
and  then  shovelled  over  into  the  feeding  device.  Where  a  simple  mixing 
of  two  grades  of  sand  is  required,  this  can  frequently  be  done  satisfactorily 
by,  building  a  small  box  or  boot  around  the  bottom  of  the  cold  sand  elevator 
and  having  the  fine  sand  placed  on  one  side  and  the  coarse  sand  on  the 
other  side.  One  man  on  each  of  the  two  sand  piles  can  then  shovel  the 
material  into  the  box  above  mentioned  in  accordance  with  the  mixing 
formula  determined  upon.  Assuming  that  two  parts  of  coarse  sand  were 
required  to  one  part  of  fine  sand,  the  man  on  the  coarse  sand  pile  would 
have  to  throw  two  shovelfuls  of  sand  into  the  box  to  every  one  shovelful 
thrown  by  the  man  on  the  fine  sand  pile.  The  feeding  of  the  sand  thus 
thrown  into  the  box  would  be  attended  to  by  a  third  man,  who  would 
feed  it  to  the  buckets  of  the  elevator  by  means  of  a  hoe  or  shovel.  Usually 
the  fireman  who  is  in  charge  of  the  firing  of  the  heating  drums  is  able  to 
hupervise  the  operation  of  the  feeding  gang  and  see  that  they  feed  a  prop- 
erly proportioned  mineral  aggregate.  In  mixtures  of  sand  and  large  sized 
stone  there  is  liable  to  be  a  certain  amount  of  segregation  of  the  material 
in  its  passage  thru  the  heating  drums.  Certain  plants  are  provided  with 
an  overhead  screen  to  separate  the  heated  material  after  it  comes  from  the 
drums  into  the  various  sizes  and  distribute  them  into  different  bins.  The 
material  contained  in  these  bins  is  then  drawn  out  into  the  measuring  box 
in  definite  proportions  according  to  weight.  This,  of  course,  is  the  most 
accurate  method  of  making  mixtures  involving  the  use  of  a  large  proportion 
of  relatively  coarse  stone. 

The  function  of  the  heating  drums  is  to  dry  and  heat  the  mineral  aggre- 
gate. Unless  ample  air  circulation  is  provided  for  to  carry  off  the  mois- 
ture in  the  shape  of  steam,  the  drying  will  not  be  effectively  conducted. 
It  is  essential  to  regulate  the  rate  of  feed  and  the  temperature  of  the  heat- 
ing drums  so  that  the  mineral  aggregate  delivered  from  them  will  be  dry 
and  at  the  proper  temperature.  This  operation  is  usually  in  charge  of  the 
fireman  for  the  heating  drums.  The  most  modern  plants  are  provided 
with  a  pyrometer  inserted  in  the  delivery  chute  from  the  heating  drums. 
This  pyrometer  has  a  plain  or  recording  dial  which  is  placed  at  the  feeding 
end  of  the  drums,  where  it  is  under  the  observation  of  the  drum  fireman.  This 
makes  it  easy  for  him  to  regulate  his  fires  and  the  rate  of  feeding  necessary 

secure  the  desired  results.    Where  no  pyrometer  is  inserted,  it  is  neces- 
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sary  for  him  to  test  the  temperature  of  the  material  issuing  from  the  delivery 
end  of  the  hot  sand  drums,  from  time  to  time,  as  often  as  may  be  required 
in  order  to  produce  satisfactory  results.     It  is  a  comparatively  simple  mat- 
ter to  take  the  temperature  of  heated  sand,  but  where  the  mineral  aggre- 
gate consists  of  large  stone  particles,  it  is  a  much  more  difficult  and  unsat- 
isfactory operation.     Certain  types  of  mixing  plants  are  so  constructed 
that  it  is  very  difficult  to  obtain  samples  of  the  hot  mineral  aggregate 
before  it  is  mixed  with  the  asphalt  cement  or  bituminous  binder.     Regard- 
less of  the  difficulty  involved,  it  is  good  practice  to  test  the  temperature 
of  every  batch  of  mineral  aggregate  in  plants  of  this  type  before  it  is  mixed 
with  the  asphalt  cement;  otherwise  uniform  mixtures  cannot  be  expected. 
Even  when  the  greatest  care  possible  is  exercised,  there  will  be  consider- 
able variation  in  the  mesh  composition  and  temperature  of  the  mineral 
aggregate  as  delivered  to  the  mixer.     The  permissible  variations  are  usu- 
ally set  forth  in  the  specifications  and  should  be  closely  observed.     Mix- 
tures which  vary  very  greatly  in  mesh  composition  will  require  different 
amounts  of  bitumen  in  order  to  make  the  best  possible  type  of  mixture. 
Within  ordinary  limits,  no  correction  will  have  to  be  made  for  this,  but, 
generally  speaking,  a  mixture  containing  a  large  proportion  of  fine  par- 
ticles will  require  more  bitumen  to  cover  these  particles  than  a  mixture 
containing  a  smaller  proportion  of  them.     This  is  due  to  the  fact  that  the 
finer  the  mixture  the  greater  the  surface  area  to  be  covered  with  bitumen. 
In  order  to  secure  a  satisfactory  output  from  the  plant,  it  is  absolutely 
essential  that  the  greatest  possible  care  should  be  taken  in  the  mixing  and 
heating  of  the  mineral  aggregate.     In   order  to  insure  the  proper  mixing 
of  the  mineral  aggregate,  it  will  be   necessary  from  time  to  time  to  take 
samples   of   the   mixed   aggregate   and  sift  them  for  mesh  composition. 
Owing  to  the  extreme  difficulty  of  securing  an  average  sample  of  hot,  dry 
mineral  aggregate,  great  care  must  be  exercised  in  selecting  the  samples. 
The  arrangement  of  the  plant'  and  the  kind   of   mineral  aggregate  used 
will  determine   where  and  how  often  these    samples   should    be   tested. 
Samples   for   test   should   be  obtained  from  the  overflow  of  the  feeding 
device  used  in  conveying  the  cold  mineral  aggregate  to  the  heating  drums. 
This  is  usually  done  by  a  chain  and  bucket  elevator.     Where  these  buckets 
dump  into  the  chute  at  the  entrance  of  the  drying  drums,  there  is  almost 
always  a  small  overflow  which  gradually  piles  up  underneath  this  chute. 
Assuming  this  to  be  the  case,  the  pile  can  be  cleaned  off  at  a  given  time 
and  the  material  which  accumulates  during,  say,  &  %  hr  run  can  then 
be  sampled,  dried  and  sifted.     It  is  much  easier  to  sample  the  damp  mate- 
rial than  it  is  the  dry,  and  this  not  only  obviates  some  of  the  difficulties 
attendant  upon  sampling  dry  material  but  gives  the  inspector  an  average 
of  the  material  fed  into  the  drums  during  the  J4  hr  while  the  pile  was  accu- 
mulating.    In  this  way  much  better  average  results  are  obtained  and  the 
inspector  is  not  liable  to  be  misled  by  temporary  and  unimportant  lapses 
in  the  feeding  of  the  material.     In  other  cases,  samples  of  the  hot  material 
are  obtained  from  the  delivery  end  of  the  drying  drums.     In  such  cases 
a  number  of  samples  should  be  collected  and  mixed  together  and  the  resultant 
mixture  sifted. 

Preparation  and  Heating  of  the  Asphalt  Cement  or  Bituminous 
Binder.  For  the  preparation  of  the  asphalt  cement  or  bituminous  binder,  the 
contractor  may  purchase  a  hard  bituminous  material  and  add  sufficient  flux 
to  it  to  bring  it  to  the  proper  consistency,  or  he  may  purchase  an  asphalt 
cement  of  the  proper  consistency  for  use  without  the  addition  of  any  flux. 
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In  the  first  instance  the  melting  kettles  will  have  to  be  charged  with  the 
proper  proportion*  of  flux  and  hard  asphalt  to  produce  the  desired  asphalt 
cement.  In  large  plants  this  is  generally  done  at  the  close  of  the  day's  run. 
The  materials  are  then  kept  under  a  gentle  heat  during  the  night  and 
brought  up  to  the  desired  temperature  in  the  morning.  The  contents 
of  the  kettles  are  then  thoroly  agitated  in  order  to  insure  complete  ™,>r™»g 
of  the  different  ingredients  and  a  sample  from  them  is  taken  and  tested 
for  penetration  before  the  contents  of  this  kettle  are  permitted  to  be  used. 
If  it  is  too  hard,  more  flux  will  have  to  be  added  to  it.  If  it  is  too  soft, 
more  hard  asphalt  will  have  to  be  added  to  it.  After  the  additions  are 
thoroly  melted,  the  contents  of  the  kettle  must  be  again  agitated  and 
tested  before  using. 

In  sampling  the  asphalt  cement  care  must  be  taken  to  see  that  the  sample 
taken  really  represents  the  contents  of  the  kettles.     Dippere  in  use  in  the 
kettles  usually  accumulate  a  considerable  amount  of  dirt  and  hardened 
asphalt  cement  on  them.     The  dipper  should  be  immersed  in  the  melted 
material  for  a  sufficient  length  of  time  to  thoroly  soften  all  material  adher- 
ing to  it.     It  should  then  be  used  to  stir  up  the  contents  of  the  kettle,  which 
will  further  assist  in  cleaning  the  dipper.     If  the  asphalt  cement  contains 
a  considerable  proportion  of  mineral  matter  and  there  is  doubt  as  to  the 
completeness  of  the  agitation,   the  dipper  should  be  immersed,  bottom 
upwards,  and  held  in  that  position  until  it  reaches  approximately  the 
center  of  the  kettle.     It  should  then  be  turned  right  side  up,  thus  filling 
it  with  material  obtained  approximately  from  the  center  of  the  tank.     The 
sample  when  obtained  should  be  protected  from  dust  while  cooling.     Where 
the  asphalt  cement  is  piped  to  the  measuring  bucket,  samples  should  only 
be  taken  from  the  delivery  spout  after  sufficient  material  has  passed  thro 
it  to  insure  getting  a  representative  sample.    Unless  a  circulation  system 
is  maintained  by  means  of  a  pump,  samples  for  determining  the  consistency 
of  the  asphalt  cement  before  use  should  not  be  drawn  from  the  pining 
system  as  it  will  contain  too  large  a  proportion  of  asphalt  cement  previously 
used.    Certain  asphalts  are  more  difficult  to  flux  than  are  others  and  require 
a  longer  period  of  heating.     Overheating  of  the  kettles  will  result  in  undue 
hardening  of  the  asphalt  cement.     If  the  flux  or  hard  asphalt  contains  any 
considerable  proportion  of  water,  this  will  foam  very  badly  in  the  kettles 
and  frequently  cause  them  to  run  over.     No  asphalt  cement  or  bituminous 
binder  should  be  used  until  the  water  has  been  thoroly  removed  from  it. 
Where  the  asphalt  cement  or  bituminous  binder  contains  a  considerable 
proportion  of  mineral  matter  or  impurities,  the  contents  of  the  melting 
kettles  must  be  kept  thoroly  agitated  during  the  time  that  they  are  being 
drawn  upon  for  use.     Suitable  mechanical  agitation  is,  perhaps,  the  most 
advisable,  as  in  this  way  the  bituminous  material  is  hardened  less  than  if  a 
steam  or  air  blast  is  used. 

Violent  agitation  with  steam  or  air  will  very  rapidly  lower  the  penetra- 
tion of  the  contents  of  the  kettles.  In  the  case  of  asphalt  cements  con- 
taining a  considerable  proportion  of  mineral  matter,  unless  the  contents 
of  the  kettles  are  thoroly  agitated,  the  material  drawn  from  them  will  vary 
in  purity  or  bitumen  content  with  the  result  that  the  portion  first  taken 
from  the  kettle  will  usually  run  much  higher  in  bitumen  than  the  portions 
last  taken  from  it.  Assuming  that  the  proportions  of  the  mixture  have 
t"*An  set  to  give  the  desired  quantity  of  bitumen,  based  on  the  average 
^en  content  of  a  thoroly  mixed  kettle,  the  mixture  turned  out  with  the 
*.  cement  first  drawn  from  the  melting  kettle  will  be  too  rich  in  bitu- 
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men  and  that  turned  out  with  the  asphalt  cement  last  drawn  from  the 
kettle  will  be  too  low  in  bitumen.     It  is  impossible  to  estimate  by  observa- 
tion  the   changes  in  weights  of  asphalt  cements  necessary  to  overcome 
this  and  the  only  proper  way,  therefore,  is  to  so  agitate  the  contents  of 
the  melting  kettles  that  the  supply  of  bituminous  material  drawn  from 
them  will  be  uniform  in  bitumen  content.     If  for  any  reason  the  asphalt 
cement  for  a  certain  day's  run  is  not  entirely  used  up,  it  should  always 
be  tested  for  penetration  before  permitting  its  use  on  a  subsequent  day's 
run.     There  is,  of  course,  no  objection  to  filling  up  the  balance  of  the  kettle 
with  new  material  and  mixing  it  thoroly  with  the  portion  left  from  the 
previous  day's  run.     It  should  then  be  considered  as  a  new  batch  of  asphalt 
cement  and  tested  accordingly.     Where  hard  asphalt  and  flux  are  to  be 
melted   together,  the  contractor  should  never  be  permitted  to  draw  any 
material   from  the  melting  kettles  until  their  contents  have  been  com- 
pletely melted  and  thoroly  mixed.     Even  where  the  asphalt  cement  is 
purchased  ready  for  use,  it  is  not  good  practice  to  draw  from  a  kettle  con- 
taining lumps  of  unmelted  bituminous  material.     Sufficient  melting  kettle 
capacity  should  be  insisted  upon  to  avoid  the  necessity  of  doing  this.     With 
the  exception  of  the  fluxing,  the  foregoing  remarks  apply  equally  to  bitumi- 
nous binders,  purchased  by  the  contractor,  of  the  proper  consistency  for  use. 
Mixing  of  the  Heated  Mineral  Aogreoatb  with  the  Hot  Asphalt 
Cement  or  Bituminous  Binder.     It  is  unquestionably  the  best  practice 
to  weigh  out  the  various  ingredients  entering  into  the  composition  of  the 
finished  mixture.     Where  the  different  ingredients  are  measured  by  volume, 
much  greater  variations  will  occur  than  when  they  are  measured  by  weight. 
If  measured  by  volume,  the  contents  of  the  various  measuring  devices 
must  be  carefully  checked  up  before  the  commencement  of  the  work  and 
the  gauges  set  at  the  proper  point.     It  is  advisable  to  check  up  the  setting 
of  these  gauges  from  time  to  time  to  see  that  they  have  not  been  displaced, 
either  intentionally  or  otherwise.     In  determining  the  volume  occupied  by 
the  desired  weights  of  the  different  ingredients,  it  is  necessary  to  measure 
them  at  the  temperatures  and  under  the  conditions  used  in  actual  work. 
In  other  words,  heated  dry  sand  or  stone  must  be  filled  into  the  measuring 
box  and  the  weight  of  the  box  when  filled  to  the  proper  mark  determined. 
This  is  also  true  of  the  bucket  or  measuring  device  used  for  asphalt  cement 
or  bituminous  binder.     If  the  asphalt  cement  should  contain  any  water, 
this  will  produce  foaming  and  it  will  be  impossible  to  measure  it  accurately. 
If  the  foaming  is  at  all  excessive,  it  will  be  impossible  to  get  the  required 
amount  of  asphalt  cement  in  the  ordinary  sized  measuring  bucket.     This, 
by  itself,  constitutes  a  sufficient  reason  for  not  permitting  the  use  of  any 
asphalt  cement  which  contains  water.     Where  the  materials  are  measured 
by  weight,   the  tare  of  the  empty  measuring  devices  must  be  carefully 
obtained  and  this  tare  added  to  the  weight  of  materials  which  it  is  desired 
to  use.     In  determining  the  tare  of  the  asphalt  cement  bucket,  it  must 
he  borne  in  mind  that  after  an  hour's  run  there  is  a  considerable  accumula- 
tion, amounting  to  several  pounds,  of  asphalt  cement  on  this  bucket  which 
will  increase  its  tare  above  that  obtained  by  weighing  the  bucket  in  a  per- 
fectly clean  state.     After  once  determining  the  tares  and  setting  the  weights 
or  gauges  at  the  proper  point,  their  position  on  the  scale  beams  or  elsewhere 
should  be  checked  up  from  time  to  time  to  see  that  they  have  not  been 
displaced.     Occasionally  the  accumulation  of  surplus  material  on  the  scale 
platforms  of  the  measuring  device  for  the  mineral  aggregate  will  change 
the    tare    somewhat.    Any    such   accumulation   should    be    removed    bf 
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often  as  necessary.  Unforeseen  happening  will  occasionally  influence  the 
tare  of  the  measuring  devices.  It  was  found  in  one  case  that  the  mix- 
ture being  turned  out  was  entirely  too  sloppy,  altho  but  a  short  time  before 
the  tare  and  gross  weights  of  the  various  ingredients  entering  into  it  had 
been  carefully  checked  up.  Upon  investigation,  it  was  found  that  the 
spout  carrying  the  materials  from  the  hot  sand  bin  had  been  shifted  by 
the  vibration  of  the  machinery  so  that  it  rested  part  of  its  weight  upon  the 
sand  box,  thus  increasing  its  tare  by  approximately  200  lb.  Each  batch 
of  mixture  turned  out  under  these  conditions,  therefore,  contained  200  lb 
too  little  mineral  aggregate,  which,  of  course,  accounted  for  its  sloppiness. 

The  method  of  mixing  varies  in  different  plants.  In  the  larger  sixed 
paving  plants  almost  invariably  the  pug  mill  mixer,  which  is  recognised 
as  the  best  type,  is  used.  The  blades  in  this  mixer  should  be  examined 
to  see  that  they  are  properly  set  and  not  unduly  worn,  thus  producing 
an  imperfect  mixture  at  the  bottom  and  sides  of  the  mixer.  Ordinarily 
they  should  revolve  at  a  speed  of  from  60  to  80  rev  per  min.  In  mixtures 
of  the  sheet-asphalt  type,  one  full  minute  should  be  allowed  for  mixing 
each  batch  of  material.  Where  the  mixture  is  a  comparatively  open  one 
consisting  largely  or  entirely  of  stone,  this  mixing  time  may  be  reduced 
somewhat.  Whatever  the  type  of  mixer  employed,  the  proper  time  for 
obtaining  a  thoro  mixture  should  be  determined  and  rigidly  adhered  to. 
The  temperature  of  the  mineral  aggregate  delivered  to  the  mixer  should 
be  tested  as  often  as  may  be  necessary.  This,  of  course,  will  depend  upon 
the  type  of  plant  used  and  is  a  check  upon  the  drum  fireman  and  the  feed- 
ing operations  of  the  mineral  aggregate.  The  temperature  of  the  asphalt 
cement  in  the  melting  kettles  should  also  be  tested  as  often  as  may  be 
necessary  in  order  to  be  certain  that  it  is  uniformly  maintained  at  the 
proper  point.  Where  the  type  of  mixture  permits  it,  frequent  pat  tests 
should  be  taken  of  the  material  delivered  to  the  wagons.  This  test  is 
made  by  placing  a  small  quantity  of  the  hot  mixture  upon  a  sheet  of  un- 
glazed  manila  paper,  folding  over  the  paper  and  pressing  down  upon  H 
with  a  wooden  paddle.  After  it  is  thoroly  compressed,  the  paper  should 
be  struck  a  sharp  blow  with  the  wooden  paddle  and  then  opened  for  ob- 
servation. An  examination  of  the  surface  of  the  compressed  mixture  will 
clearly  show  to  the  trained  inspector  any  marked  variations  in  the  mesh 
composition  of  the  mineral  aggregate.  The  depth  of  stain  upon  the  paper 
will  measure  the  amount  of  bitumen  which  it  contains.  The  richer  the 
mixture  in  the  bitumen  the  heavier  will  be  the  stain.  This  stain  is  also 
influenced  by  the  temperature  of  the  mixture  when  the  pat  test  is  taken. 
For  this  reason  it  is  necessary  in  comparing  pats  to  know  exactly  the  tem- 
perature. In  obtaining  the  mixture  for  the  pat  test  from  the  wagon,  an 
ordinary  mason's  trowel  will  be  found  convenient.  No  tune  should  be  lost 
after  obtaining  the  sample  in  putting  it  upon  the  manila  paper  and  making 
the  test;  otherwise  it  will  drop  very  considerably  in  temperature.  The 
temperature  of  the  material  tested  can  be  conveniently  determined  by 
inserting  a  thermometer  at  the  place  where  the  sample  was  taken  from. 
Convenient  and  suitable  arrangements  for  making  this  test  should  be 
insisted  upon  at  the  plant.  This  is  a  most  important  and  valuable  guide 
in  the  hands  of  a  competent  inspector  and  great  attention  should  be  paid  to  it. 
In  the  hands  of  a  trained  man,  a  variation  of  0.25%  of  bitumen  can  be 
detected  by  means  of  the  pat  test.     This  pat  test  is,  of  course,  not  appli- 

M«  +o  mixtures  consisting  chiefly  of  large  particles  of  stone.  The  in- 
^uld  make  careful  notes  of  the  various  conditions  surrounding 
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the  plant.  He  should  take  and  record  at  least  three  times  daily  the  tem- 
peratures of  the  asphalt  cement  and  the  mineral  aggregate  as  delivered 
to  the  mixer.  He  should  also  record  his  siftings  of  the  mineral  aggregate 
together  with  the  proportions  used  in  making  the  mixture  and  of  the  asphalt 
cement. 

All  deliveries  of  material  at  the  plant  should  also  be  noted  and  a  record 
kept  of  any  tests  made  on  them.  These  records  should  be  kept  on  prop- 
erly designed  forms  and  should  state  the  name  of  the  street  on  which  the 
mixture  is  being  laid,  the  kind  of  mixture  and  the  kind  and  proportion 
of  the  various  ingredients  entering  into  it.  He  should  also  keep  a  record 
of  the  number  of  batches  turned  out  from  the  plant,  as  this  is  a  valuable 
aid  in  checking  up  the  thickness  of  the  pavement  laid  on  the  street.  At 
the  commencement  of  the  day's  run  it  is  customary  to  send  out  mixture 
which  is  a  little  hotter  than  that  sent  out  during  the  average  operations 
of  the  plant.  This  is  done  in  order  to  enable  the  workmen  on  the  street 
to  make  a  close  and  intimate  joint  with  the  pavement  laid  during  the 
previous  day's  run.  While  Safe  temperature  limits  should  not  be  exceeded 
at  any  time,  the  maximum  limits  should  be  approached  in  sending  out  the 
Erst  few  loads  in  the  morning. 

Street  Inspection.  Prior  to  the  delivery  of  any  bituminous  materials 
upon  the  street,  the  foundation  must  be  completed  in  accordance  with  the 
requirements  of  the  specifications.  The  finished  foundation  must  then  be 
swet>t  clean  of  all  dirt,  etc.  Knowing  the  type  of  mixture  to  be  laid  and 
the  number  of  pounds  used  in  each  batch  and  the  number  of  batches  per 
wagon-load,  it  is  usually  possible  to  determine  in  advance  how  many  square 
yards  should  be  covered  by  each  wagon-load.  The  best  street  foremen, 
before  laying  any  bituminous  material,  measure  the  width  of  the  street 
and  calculate  the  number  of  linear  feet  which  should  be  covered  or  pulled 
by  each  load.  A  tape  is  then  laid  along  the  curb  and  a  chalk  mark  made 
at  the  point  where  the  raked  material  from  each  load  should  end.  Where 
the  foundation  is  reasonably  smooth  and  in  accordance  with  the  contour 
of  the  finished  pavement,  this  method  is  one  of  the  best  checks  for  deter- 
mining the  thickness  of  pavement  laid.  Ordinary  sheet-asphalt  pavement, 
2  in  thick,  will  weigh  200  lb  per  sq  yd.  Pavements  containing  a  large  pro- 
portion of  good  sized  stone  will  vary  somewhat  from  this  weight,  but  the 
exact  weight  per  square  yard  can  easily  be  determined  during  the  first 
day's  run. 

As  soon  as  the  material  reaches  the  street,  its  temperature  should  be 
noted.  The  hot  material  should  be  dumped  outside  of  the  spot  where 
it  is  to  be  laid  in  order  that  all  of  it  will  have  to  be  conveyed  to  its  final 
resting  place  by  means  of  shovels.  This  results  in  a  preliminary  spread- 
ing of  material  of  approximately  the  same  density.  Where  the  load  is 
dumped  on  the  spot  on  which  it  is  to  be  spread  it  will  inevitably  be  tramped 
upon  and  certain  portions  of  the  heated  mixture  will  receive  more  compres- 
sion than  others,  which  will  eventually  result  in  an  uneven  surface  to  the 
finished  pavement.  In  certain  classes  of  bituminous  mixtures,  notably 
those  containing  large  particles  of  stone,  where  the  haul  is  long,  the  coarser 
particles  may  settle  to  the  bottom  of  the  load.  If  this  takes  place  to  any 
great  extent,  the  load  when  dumped  should  be  remixed  by  turning  over 
with  hot  shovels.  In  shovelling  the  hot  mixtures  into  place  the  shovellers 
should  not  dig  into  the  top  of  the  pile  but  should  shovel  from  the  bottom  of 
it,  cleaning  up  the  loose  material  as  they  go.  If  this  is  not  done,  the  lower 
layer  of  the  pile,  in  cold  weather,  will  have  become  chilled  by  its  contact 
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with  the  cold  foundation  and  it  will  be  difficult  to  remove  it  completely 
and  uneven  distribution  and  compression  will  result.  The  mixture,  after 
having  been  deposited  roughly  in  place  by  means  of  shovels,  is  spread  by 
means  of  hot  rakes.  During  this  operation  the  rakers  should  not  stand 
in  the  hot  mixture  any  more  than  is  necessary.  Care  should  be  taken 
to  maintain  a  uniform  and  even  grade  so  that  there  will  be  no  depressions 
in  the  finished  pavement  which  will  hold  water.  Some  mixtures  com- 
press very  much  more  than  others,  so  thai  it  is  impossible  to  establish 
any  definite  rule  for  the  depth  to  which  the  hot  mixture  shall  be  raked. 

As  soon  as  possible  after  raking,  the  mixture  should  be  rolled.  Some 
mixtures  are  more  tender  than  others  and  must  be  allowed  to  cool  off  some- 
what before  putting  the  hot  roller  on  them.  The  hotter  the  mixture,  the 
greater  will  be  the  compression  and  it  is,  therefore,  desirable  to  roll  it  as 
soon  as  possible.  In  very  cold  weather,  especially  when  a  strong  wind 
is  blowing,  the  surface  of  the  mixture  will  chill  quite  rapidly.  With  a  ten- 
der mixture  it  is  often  advisable  to  use  a  light  hand  roller  over  it  as  soon 
as  it  is  raked  in  order  to  close  up  the  surface  and  then  follow  this  with  a 
heavy  steam  roller  as  soon  as  the  mixture  will  bear  it.  Undue  delay  in 
rolling  the  mixture  will  result  in  a  more  or  less  honeycombed  surface.  De- 
pending upon  the  contour  of  the  street  and  its  width,  the  rolling  should 
be  first  done  parallel  with  the  curb.  This  should  be  followed  by  diagonal 
or  cross  rolling  and  the  final  finish  of  the  work  by  rolling  parallel  to  the 
curb  again.  The  exact  method  of  handling  the  roller  can  usually  be  left 
in  the  hands  of  the  roller  engineer  if  he  is  an  experienced  man,  as  he  should 
know  how  to  smooth  up  the  finish  of  the  pavement  better  than  will  the 
average  inspector.  At  the  finish  of  the  day's  work  it  is  necessary  to  leave 
the  pavement  in  such  condition  that  a  proper  joint  may  be  made  with  it 
when  the  next  day's  operations  are  commenced.  There  are  a  number  of 
methods  of  doing  this.  Perhaps  the  best  is  the  rope  joint  in  which  a  length 
of  rope  is  laid  across  the  extreme  edge  of  the  pavement  and  rolled  into  it 
while  hot.  When  this  is  taken  up  very  little  cutting  back  will  have  to  be 
done  and  the  edge  will  be  left  in  such  shape  that  a  satisfactory  joint  can 
be  made.  The  practice  of  painting  these  joints  with  hot  asphalt  cement 
before  laying  fresh  pavement  adjacent  to  them  is  to  be  avoided  whenever 
possible,  as  the  tendency  is  to  put  too  much  asphalt  cement  on  the  joint. 
This  asphalt  cement  is  absorbed  by  the  hot  mixture  and  softens  it  at  that 
point  and  traffic  is  liable  to  displace  it.  For  the  same  reason  the  painting 
of  edges  of  curbs,  manholes,  etc,  should  be  done  with  extreme  care.  A  very 
convenient  instrument  for  determining  the  depth  of  the  finished  pavement 
is  a  putty  knife  with  a  blade  2  in  wide  which  has  been  marked  across  the 
face  of  the  blade  at  a  point  corresponding  to  the  required  depth  of  the 
pavement.  This  can  easily  be  inserted  in  the  warm  mixture  after  it  has 
been  rolled  and  the  broad  point  will  bridge  over  any  small  depressions  in 
the  foundation  and  avoid  the  recording  of  a  greater  depth  to  the  pavement 
than  really  exists. 

The  use  of  hot  smoothers  should  be  avoided  whenever  possible.  With 
the  proper  mixture  and  one  which  has  been  rolled  while  hot,  the  surface 
should  be  entirely  closed  up.  Under  unfavorable  weather  conditions,  in 
order  to  close  up  the  surface,  it  may  be  necessary  in  certain  places  to  use 
hot  smoothers.  Care  should  be  taken  to  see  that  these  are  not  too  hot; 
otherwise  they  will  burn  the  pavement  and  scaling  will  eventually  result. 
"""'  inspector  on  the  street  should,  whenever  possible,  keep  an  accurate 
\t  of  the  number  of  loads  delivered.    Knowing  the  number  of  pounds 
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of  mixture  per  load  and  the  weight  per  square  yard,  he  can  then  cheek 
np  the  yardage  which  should  have  been  laid  with  the  material  delivered 
on  the  street  if  it  were  raked  to  the  proper  thickness. 

Inspection  of  Finished  Work.  If  the  inspection  at  the  plant  and  street 
during  the  construction  of  the  pavement  has  been  adequate,  the  final  in- 
spection of  the  work  will  be  chiefly  confined  to  an  examination  of  the  con- 
tour and  surface  of  the  street.  During  this  examination  careful  note  should 
be  made  of  whether  or  not  the  mixture  has  been  thoroly  compressed  and 
is  closed  up  on  the  surface.  Where  there  has  been  no  inspection  during 
the  manufacture  and  laying  of  the  pavement,  or  where  this  inspection  has 
been  inadequate,  defects  will  frequently  develop  in  the  pavement.  Under 
these  circumstances,  it  becomes  necessary  to  examine  the  finished  work 
in  order  to  determine  the  reason  for  the  defects  or  failures.  In  an  inspec- 
tion of  this  sort,  careful  note  should  be  made  of  the  condition  of  the  sur- 
face and  its*  contour.  Frequently  marked  depressions  occur  where  the 
pavement  has  been  laid  over  a  trench  dug  just  prior  to  its  construction, 
and  in  which  the  back-filling  was  not  properly  done.  A  thoro  examina- 
tion of  the  street  will  usually  involve  the  cutting  out  of  numbers  of  samples 
of  the  bituminous  surface.  These  should  be  carefully  marked  as  to  loca- 
tion and  a  sufficient  number  of  them  taken  to  fairly  represent  the  surface 
examined.  They  should  be  sent  to  a  central  laboratory  for  examination 
as  to  the  percent  of  bitumen  contained  in  them,  the  mesh  composition  and 
character  of  the  mineral  aggregate  and  the  physical  and  chemical  char- 
acteristics of  the  asphaltic  cement  used  in  the  pavement.  Wherever  these 
samples  are  cut  out,  careful  note  should  be  made  of  the  depth  of  the  pave- 
ment at  this  point.  In  many  instances  it  will  also  be  necessary  to  cut  thru 
the  foundation  to  determine  its  character  and  thickness.  Laboratory  exam- 
inations of  concrete  foundations  are  usually  not  very  valuable  in  deter- 
mining the  amount  of  cement  which  has  been  used  in  them,  but  a  com- 
bination of  physical  and  chemical  tests  of  the  foundation  will  often  estab- 
lish satisfactorily  whether  or  not  they  have  been  defective.  The  method 
of  examination  used  will,  of  course,  have  to  be  varied,  depending  upon 
circumstances  and  the  character  of  the  defects  which  have  been 
developed. 

Laboratory  Equipment.  The  plant  laboratory  should  be  equipped  with 
a  set  of  standard  sieves,  200,  100,  80,  50,  40,  30,  20  and  10-mesh,  and  a 
pair  of  sand  scales;  a  stiff  brush  for  cleaning  the  sieves,  which  should 
preferably  be  a  small  one  with  good,  stiff  bristles;  a  sand  sampler;  a  set 
of  screens  for  testing  binder  stone,  Vs,  \i,  %  and  1-in;  thermometers  for 
vse  with  the  penetration  machine  and  for  testing  the  temperature  of  the 
paving  materials;  a  penetration  machine;  a  dishpan  or  other  receptacle 
for  holding  water  at  the  standard  temperature,  in  which  to  immerse  the 
asphalt  cement  samples  which  are  to  be  tested;  two  trowels,  one  4-in  and 
the  other  6-in;  a  4-in  wall  brush;  two  wooden  paddles;  a  roll  of  manila 
paper  12  in  wide  mounted  on  a  stand  provided  with  a  cutting  device,  two 
iron  pails  and  a  gas  or  oil  stove.  This  will  be  sufficient  to  carry  out  the 
simple  tests  required  by  the  inspector.  If  chemical  analyses  are  to  be 
made,  a  much  more  elaborate  equipment  will  of  course  be  required. 

17.    Specifications  for  Construction 

The  following  specifications  were  adopted  in  1916  by  the  Am.  Soc.  Mun. 
Imp.  At  the  conclusion  of  the  specifications,  comments  and  explanations 
pertaining  to  several  sections  of  the  specifications  have  been  appended. 
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For  sections  covering  materials,  see  Art.  12,  and  for  sections  covering  main- 
tenance, see  Art.  22. 

"  1.  General  Description.  Upon  the  foundation,  prepared  and  laid  as  ebewhen 
herein  specified,  shall  be  laid  the  pavement  proper.  This  shall  consist  of:  (a)  A 
binder  course  ...  in  in  thickness  when  compressed;  and  (b)  an  asphalt  wealing 
surface  ...  .  in  in  thickness  when  compressed. 

"11.  Binder,  Preparation.  The  binder  shall  be  composed  of  stone,  or  stone  and 
sand,  and  asphalt  cement  of  the  character  elsewhere  herein  specified  and  mixed  in 
proper  proportions.  The  stone,  or  stone  and  sand,  and  the  asphalt  cement  shall 
be  heated  separately  to  such  a  temperature  as  will  give,  after  mixing,  a  binder  of 
the  proper  temperature  for  the  materials  employed.  The  stone  when  used  must  be 
at  a  temperature  between  107°  and  177°  C  (226°  and  350°  F).  The  asphalt  cement 
and  stone  shall  be  thoroly  mixed  by  machinery  until  a  homogeneous  mixture  is  pro  • 
duced  in  which  all  the  particles  are  thoroly  coated  with  asphalt  cement. 

"  12.  Binder,  Laying.  The  binder  mixture  prepared  in  the  manner  above  described 
shall  be  brought  to  the  work  in  wagons  covered  with  canvas  or  other  suitable  material 
and  upon  reaching  the  street  shall  have  a  temperature  between  93°  and  163°  C  (200s 
and  325°  F).  The  temperature  of  the  binder  mixture  within  these  limits  shall  be 
regulated  according  to  the  temperature  of  the  atmosphere  and  the  working:  of  the 
binder.  On  reaching  the  street  it  shall  at  once  be  dumped  on  the  concrete  and  then 
be  deposited  roughly  in  place  by  means  of  hot  shovels,  after  which  it  shall  be  uni- 
formly spread  by  means  of  hot  iron  rakes  and  then  at  once  thoroly  compacted  by 
tamping  or  rolling.  Tamping  shall  only  be  permitted  in  those  places  which  are  inac- 
cessible to  a  roller.  Rolling  shall  be  carried  on  continuously  at  the  rate  of  not  more 
than  300  sq  yd  per  hr  per  roller  until  a  compression  is  obtained  which  is  satisfactory 
to  the  Engineer.  The  thickness  of  the  finished  binder  shall  average  ...  in  and  -not 
more  than  40%  variation  from  the  average  thickness  specified  will  be  permitted  at 
any  one  spot.  The  upper  surface  of  the  finished  binder  shall  be  parallel  to  the  estab- 
lished grade  for  the  finished  pavement.  The  surface  after  compression  shall  show 
at  no  place  an  excess  of  asphalt  cement  and  any  spot  showing  such  excess  shall  be 
cut  out  and  replaced  with  other  material.  All  binder  that  shows  lack  of  bond  or 
that  is  in  any  way  defective  or  which  may  become  broken  up  before  it  is  covered 
with  wearing  surface  must  be  taken  up  and  removed  from  the  street  and  replaced 
by  good  material,  properly  made  and  laid  in  accordance  with  these  specifications, 
at  the  expense  of  the  Contractor.  No  more  binder  shall  be  laid  at  any  one  time  than 
can  be  covered  by  a  day's  run  of  the  paving  plant  on  surface  mixture.  Binder  when  j 
laid  shall  be  followed  and  covered  with  wearing  surface  as  soon  as  is  practicable 
order  to  effect  the  most  thoro  bond  between  the  binder  and  the  wearing  course, 
binder  course  shall  be  kept  as  clean  and  as  free  from  traffic  as  is  possible  under 
conditions.  If  necessary,  it  must  be  swept  off  immediately  before  laying  the 
surface  on  it.  No  binder  shall  be  laid  when  in  the  opinion  of  the  Engineer  the 
conditions  are  unsuitable  or  unless  the  concrete  on  which  it  is  to  be  laid  is,  < 
damp,  free  from  pools  of  water  and  has  set  a  sufficient  length  of  time. 

"  13.  Binder,  Requirements.    The  finished  binder  must  contain  4  to  7%  of 
soluble  in  cold  carbon  disulphide,  from  15  to  35%  of  material  passing  a  10-mnsh 
and  from  20  to  50%  of  material  passing  a  H-in  screen,  the  percentage  of  bit 
to  be  regulated  in  accordance  with  the  mesh  composition  and  character  of  the 
aggregate  of  the  binder,  and  the  percentage  of  material  passing  a  10-mesh  sieve 
be  regulated  in  accordance  with  the  traffic  conditions  upon  the  street  or  streets 
be  paved. 

"  14.  Wearing  Surface,  Preparation.     The  wearing  surface  shall  be  composed 
sand,  filler  and  asphalt  cement  of  the  character  elsewhere  herein  specified  and 
in  proper  and  definite  proportions  by  weight.    The  sand  and  the  asphalt 
shall  be  heated  separately  to  such  a  temperature  as  will  give,  after  mixing,  a 
mixture  of  the  proper  temperature  for  the  materials  employed.    The  sand 
used  must  be  at  a  temperature  between  135°  and  204°  C  (275°  and  400°  F). 
asphalt  cement  when  used  must  be  at  a  temperature  between  121°  and  177°  C  (i 

A  350°  F).    The  various  ingredients  shall  be  brought  together  and  mixed  for 
min  in  a  suitable  apparatus  until  a  homogeneous  mixture  is  produced  in 
particles  are  thoroly  coated  with  asphalt  cement.    The  weights  of  all 
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entering  into  the  composition  of  the  wearing  surface  shall  be  verified  in  the  presence 
of  inspectors  as  often  as  may  be  required  and  the  -Engineer  or  his  representatives 
shall  have  access  to  all  parts  of  the  plant  at  any  time. 

**  15.  Wearing  Course,  Laying.    The  surface  mixture  prepared  in  the  manner  above 
described  shall  be  brought  to  the  work  in  wagons  covered  with  canvas  or  other  suit- 
able material  and  upon  reaching  the  street  shall  have  a  temperature  between  110° 
177°  C  (290°  and  360°  F).    The  temperature  of  the  surface  mixture  within  these 
shall  be  regulated  according  to  the  temperature  of  the  atmosphere  and  the 
working  of  the  mixture  and  the  character  of  the  materials  employed.    On  reaching 
the  street  it  shall  at  once  be  dumped  on  a  spot  outside  of  the  space  on  which  it  is  to 
be  spread.    It  shall  then  be  deposited  roughly  in  place  by  means  of  hot  shovels,  after 
which  it  shall  be  uniformly  spread  by  means  of  hot  iron  rakes  in  such  a  manner  that 
after  having  received  its  final  compression  by  rolling,  the  finished  pavement  shall 
conform  to  the  established  grade.    The  thickness  of  the  finished  surface  mixture 
shall  average  ...  in.    Not  more  than  a  10%  variation  from  the  average  thickness 
specified  will  be  permitted  in  any  one  spot.    Before  the  surface  mixture  is  placed, 
all  contact  surfaces  of  curbs,  manholes,  etc,  must  be  well  painted  with  hot  asphalt 
cement.     After  raking,  the  surface  mixture  shall  at  once  be  compressed  by  rolling 
or  tamping,  after  which  a  small  amount  of  cement  shall  be  swept  over  it  and  it  shall 
then  be  thoroly  compressed  by  a  steam  roller  weighing  not  less  than  200  lb  to  the  in 
width  of  tread,  the  rolling  being  carried  on  continuously  at  the  rate  of  not  more  than 
200  sq  yd  per  hr  per  roller,  until  a  compression  is  obtained  which  is  satisfactory  to 
the  Engineer.     Such  portions  of  the  completed  pavement  as  are  defective  in  finish, 
compression  or  composition,  or  that  do  not  comply  in  all  respects  with  the  require- 
ments of  these  specifications,  shall  be  taken  up,  removed  and  replaced  with  suitable 
materia],  properly  made  and  laid  in  accordance  with  these  specifications,  at  the  ex- 
pense of  the  Contractor.     Whenever  so  ordered  by  the  Engineer,  a  space  of  12  in 
next  to  the  curb  shall  be  coated  with  hot  asphalt  cement,  which  shall  be  ironed  into 
the  pavement  with  hot  smoothing,  irons.     No  wearing  surface  shall  be  laid  when,  in 
the  opinion  of  the  Engineer,  the  weather  conditions  are  unsuitable  or  unless  the 
binder  on  which  it  is  to  be  placed  is  dry.    Excessive  use  of  water  on  the  steam  roller 
when  compressing  the  pavement  will  not  be  permitted.    The  finished  pavement  must 
be  well  protected  from  all  traffic  by  suitable  barricades  until  it  is  in  proper  con- 
dition for  use. 

"Note.  When  the  pavement  is  laid  alongside  of  brick  or  concrete  gutters,  street 
car  tracks,  manhole  heads,  or  liners,  it  is  recommended  that  the  finished  surface  adja- 
cent to  them  be  left  \i  in  high,  in  order  to  provide  for  subsequent  compression  by 
traffic  and  to  avoid  depressions  which  would  otherwise  be  liable  to  occur  at  these  points. 
"  lfc  Wearing  Course,  Requirements.  The  finished  pavement  shall  show,  upon 
analysis,  a  mesh  composition  and  bitumen  contents  within  the  following  limits,  sieves 
to  be  used  in  the  order  named: 

Bitumen 9.5  to  13.5% 

Passing    200-mesh    sieve.    Not 

than 10%  )  Total  passing  200, 100  and 

80-mesh  sieve 10  to  85%  /      80-mesh Not    less    than    25% 

50-mesh  sieve 4  to  35%  \  Total  passing  50  and  40- 

Psssing  40-mesh  sieve 4  to  2$%  /      mesh 15  to  50% 

Passing  30-mesh  sieve 4  to  20%  ]                                    An 

Passing  20-mesh  sieve 4  to  12%  \  TotaJ  P*»ng  30,  20  and 

Passing  10-mesh  sieve 2  to    8%  J      10-mesh 10to85% 

Passing    8-mesh  sieve 0  to    5% 

"The  minimum  amount  of  bitumen  shall  be  used  only  in  mixtures  containing  the 
minimum  total  passing  the  80-mesh.  The  percentage  of  bitumen  must  be  increased 
above  the  minimum  as  the  total  passing  the  80-mesh  increases.  On  streets  of  very 
light  traffic,  when  the  Engineer  has  approved  the  use  of  a  coarser  sand  or  mixture 
than  that  specified  for  general  use,  the  surface  mixture  must  contain  not  less  than  6% 
of  mineral  matter  passing  a  200-mesh  sieve  and  not  less  than  a  combined  total  of  18% 
passing  the  200,  100  and  80-mesh  sieves.  The  maximum  amount  of  200,  100  and 
80-mesh  material  will  be  regulated  according  to  the  kind  of  sand  and  asphalt  used 
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and  the  traffic  upon  the  street  on  which  the  pavement  is  to  be  laid,  Bubject  to  the 
maximum  requirements  elsewhere  herein  specified  under  sand  and  filler.  The  above 
limits  as  to  mesh  composition  and  percent  of  bitumen  are  intended  to  provide  for 
such  permissible  variations  as  may  be  rendered  necessary  by  the  raw  materials  used 
and  by  the  character  of  the  work  to  be  done.  The  composition  of  the  wearing  surface 
may  be  varied  within  the  limits  above  specified  at  the  discretion  of  the  Engineer, 
depending  upon  the  kind  of  sand,  filler  and  asphalt  used  and  the  traffic  condition* 
upon  the  street  or  streets  to  be  paved." 

Comments  and  Explanations  of  sections  of  the  Am.  Soc.  Mun.  Imp.  191ft 
specifications  follow: 

Sections  11,  12  and  18.  The  points  in  these  sections  have  been  fully  discussed 
under  hinder  and  theory. 

Sections  14,  IB  and  16.  The  points  covered  in  these  sections  have  been  fully  dis- 
cussed under  methods  op  manufactitre  and  laying,  and  theory.  As  in  Sect.  7, 
the  limits  given  include  both  light  and  heavy  traffic  mixtures  and  are  wider  than 
should  be  applied  to  any  particular  set  of  conditions.  Under  the  provisions  of  Sect. 
16  the  engineer  may  and  should  narrow  the  limits  to  suit  the  conditions  prevailing 
upon  the  streets  to  be  paved  and  the  available  local  material. 

18.    Construction  Cost  Data 

Costs  vary  greatly,  depending  upon  the  price  of  materials  and  labor. 
In  some  localities  sand  and  stone  are  very  expensive  and  in  others  they 
are  quite  cheap.  Freight  rates  on  asphalt  and  othe,r  raw  materials  from 
their  point  of  production  to  the  place  where  they  are  to  be  used  are  a  very 
important  item.  Where  the  climate  is  favorable  and  the  work  can  proceed 
uninterruptedly,  the  labor  costs  are  much  lower  than  in  rainy  climates 
where  frequent  shut-downs  are  necessary-  and  fuel  and  time  are  required 
to  drive  off  excess  moisture  from  raw  materials  and  from  foundations.  Con- 
crete and  grading  costs  are  generally  so  well  understood  that  they  will  not 
be  entered  into  here,  as  each  engineer  is  familiar  with  them  in  his  own 
particular  locality. 

Example  of  Cost  Calculation.  For  the  purpose  of  showing  a  typical  cost 
calculation,  it  will  be  assumed  that  the  pavement  to  be  laid  consists  of  a 
l>£-in  binder  course  and  a  lj^-in  wearing  course,  and  that  the  binder 
is  to  contain  5%  of  bitumen,  25%  of  sand  and  70%  of  stone,  while  the 
wearing  course  is  to  contain  11%  of  bitumen,  15%  of  filler  and  74%  of 
sand.  The  asphalt  cement  is  to  consist  of  90%  of  refined  asphalt  and  10% 
of  flux  and  will  contain  96%  of  bitumen.  The  prices  of  the  various  raw 
materials  delivered  at  the  plant  are: 

Refined  asphalt $18.00  per  ton  gross,  5%  tare, 

Flux,  15°  B  gravity 0.07  per  gal,  no  tare, ' 

Binder  stone 1.25  per  cu  yd,  2600  lb, 

Binder  sand 0.90  per  cu  yd,  2500  lb, 

Surface  sand,  coarse 0.90  per  cu  yd,  2500  lb, 

•Surface  sand,  fine 1.00  per  cu  yd,  2500  lb, 

Filler 5.00  per  ton,  net  weight, 

Coal 4.50  per  ton. 

Asphalt  Cement.  Allowing  for  tare,  1900  lb  of  refined  asphalt  will  cost 
$18.  Flux  of  15°  B  gravity  weighs  8.05  lb  per  gal  and  hence  would  cost 
0.87  cents  per  lb. 

1900  lb  refined  asphalt  @  $18.00 $18.00 

211  lb  flux  @  0.87  cents 1 .84 

2111  lb  asphalt  cement $19.84  «  0.94 

->er  lb  for  the  asphalt  cement. 
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Binder.  As  the  asphalt  cement  is  only  95%  pure  bitumen,  the  binder 
-will  contain  5.26%  (5%  +95%)  in  order  to  bring  its  bitumen  contents  up 
to  the  specified  amount.  Thin  will  cause  a  slight  change  in  the  percentages 
of  stone  and  sand  in  the  mixture. 

1  cu  yd  binder  stone  (2600  lb)  @  $1.25 $1.25  69.81% 

0. 37  cu  yd  binder  sand  (928  lb)  @  $0.90 0.33  24 .  93% 

196  lb  asphalt  cement  @  0.94  cents 1.84  5.26% 

$3.42  100.00% 
The  sand  and  asphalt  cement  will  increase  the  bulk  of  the  stone  but 
very  little.  Allowing  for  inequalities  in  the  concrete,  the  above  amoun' 
of  binder  mixture  should  lay  26  sq  yd  of  binder  course  averaging  1%  in 
in  thickness.  The  cost  of  materials  for  the  binder  course  will  therefore 
be  13.2  cents  (3.42  ■*■  26)  per  sq  yd. 

Surface.  As  the  asphalt  cement  is  only  95%  pure  bitumen,  the  surface 
mixture  must  contain  11.58%  (11%  -r-  95%)  in  order  to  bring  its  bitumen 
content  up  to  the  required  amount.  This  will  cause  a  slight  change  in  the 
percentages  of  sand  and  filler  in  the  mixture.  The  sand  is  to  be  mixed 
in  the  proportion  of  three  parts  of  coarse  to  one  part  of  fine  and  will  there- 
fore cost  when  mixed  $0,925  per  cu  yd.  Filler  at  $5  per  ton  will  cost  0.26 
cents  per  lb. 

1  cu  yd  sand .  .  .   2500  lb  @  92^  cents  per  cu  yd .  .   $0,925        73.52% 

Filler 507  lb  @  0 .  25  cents  per  lb 1.27  14.90% 

Asphalt  cement    3931b  @  0.94  cents  per  lb 3.69         11.58% 

Surface  mixture,  34001b $5,885      100.00% 

A  standard  wearing  course   1^  in  thick  after  being  compressed,  will 

weigh  150  lb  per  sq  yd.     3400  lb  will  therefore  lay  22.7  sq  yd,  hence  the 

cost  of  materials  for  the  wearing  course  will  be  $0,259  ($5,885  4-  22.7)  per 

sq  yd. 

Fuel.     The  average  cost  of  fuel  for  the  plant  and  street  should  not  exceed 

2  cents  per  sq  yd  at  the  figures  given  for  coal.  It  varies  somewhat  with 
the  type  of  plant  used  and  the  daily  output,  the  larger  plants  being  the 
more  economical.  At  the  plant  it  is  used  under  the  boilers  and  the  sand 
driers  and  on  the  street  in  the  fire  wagon  and  roller. 

Labor  at  Plant 

One  foreman $3.00  per  day, 

One  engineer 2.50  per  day, 

One  drum  fireman, 2.00  per  day, 

One  mixer  man v 2.00  per  day, 

Eleven  laborers,  @  $1.75 19.25  per  day, 

One  night  watchman 1.50  per  day, 


$30.25  per  day. 

The  above  force  with  a  suitable  plant  ought  to  be  able  to  turn  out  suffi- 
cient material  for  not  less  than  800  sq  yd  of  finished  pavement  per  day 
of  10  hr.  This  assumes  the  plant  to  have  a  daily  capacity  of  1200  sq  yd 
of  surface  or  2400  sq  yd  of  binder.  Plants  vary  very  greatly  in  their  out- 
put and  the  number  of  men  required  to  work  them,  some  being  much  more 
economical  of  labor  than  others.  On  this  basis  the  plant  labor  should 
not  cost  more  than  3.78  cents  (30.25  -5-  800)  per  aq  yd  for  the  finished 
pavement.  Overtime,  delays  due  to  bad  weather,  and  other  causes  usually 
run  this  figure  up  to  from  4  to  5  cents  per  sq  yd  of  finished  pavement. 
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Labor  at  Street 

One  foreman $3.00  per  day* 

Three  rakers  @  $2.50 7.50  per  day, 

Two  tampers  (&  $2.50 5.00  per  day, 

One  roller  engineer 4.00  per  day, 

Three  shovellers  @  $1.75 5.25  per  day, 

One  cement  sweeper 1.25  per  day. 

One  fire  wagon  man 1.75  per  day. 

One  laborer 1.50  per  day. 

One  night  watchman 1.50  per  day. 


$30.75  per  day. 

The  above  force  should  easily  handle  and  lay  800  sq  yd  of  finished  work 
per  day  of  the  thickness  specified.  On  this  basis  the  street  labor  would 
cost  3.84  cents  ($30.75  -r  800)  per  sq  yd  of  finished  pavement,  but,  owing 
to  delays,  etc,  this  will  usually  run  from  4.5  to  5.5  cents. 

Haul.  Assume  the  average  haul  to  be  2  miles  and  that  each  wagon  will 
hold  5000  lb  of  mixture  and  that  wagons  and  teams  cost  $5  per  day.  With 
this  length  of  haul  a  wagon  should  average  five  round  trips  per  day  of  10 
hr,  during  which  it  would  carry  25  000  lb  of  material  at  a  cost  of  $5, 

25  000  lb  of  binder  would  lay 179  sq  yd  1>$  in  thick, 

25  000  lb  of  surface  would  lay 166  sq  yd  \\i  in  thick. 

The  cost  of  haul  per  sq  yd  would  therefore  be: 

Binder 2.8  cents  ($5  +  179) 

Surface 3.0  cents  ($5  +  166) 

Total 5.8  cents 

Administration.  When  work  of  any  magnitude  is  being  carried  on  a 
general  superintendent  and  a  bookkeeper  are  required  together  with  an 
office.  The  expense  of  this  in  a  town  where  a  plant  of  the  sue  assumed 
would  work  economically  would  be  approximately  as  follows: 

General  superintendent $6.00  per  day. 

Bookkeeper 2.00  per  day. 

Office  rent 1.00  per  day. 

Sundries 1.00  per  day. 


$10.00  per  day. 

This  would  amount  to  1.25  cents  per  sq  yd  ($10  -5-  800)  which  should  be 
increased  to  2  cents  to  allow  for  delays. 

General  Expense.  Under  this  item  would  come  expense  of  securing  con- 
tract, promotion  expense,  head  office  expense,  etc.  This  is  such  an  uncer- 
tain quantity  that  it  is  hard  to  figure,  but  for  ordinary  conditions  5  cents 
per  sq  yd  should  cover  it. 

Guarantee  Bonds  and  Maintenance  for  5  Years.  This  again  varies 
greatly  with  traffic  conditions,  etc,  but  will  probably  average  10  cents  per 
sq  yd  for  the  entire  period. 

Interest  on  Investment.    Plant  and  street  tools  for  the  output  under 

discussion  would  probably  cost  not  less  than  $15  000.     The  interest  on 

this  at  6%  would  amount  to  $900  per  annum.     Assuming  180  full  working 

Havh  \r\  a  year,  this  would  amount  to  $5  per  day  or  Y%  cents  per  sq  yd. 

'titions,  again,  vary  so  greatly  as  to  make  it  impossible  to  esti- 

accurately,  but  on  the  average  1  cent  per  sq  yd  should  be  a 
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fair  charge.  Larger  plants  with  increased  output  would  cost  much  more 
than  $15  000,  but  the  larger  yardage  of  pavement  laid  with  them  would 
offset  this.  In  many  localities  the  conditions  will  permit  of  more  than 
180  full  working  days  per  annum. 

Repairs  and  Depreciation.  Ten  per  cent  depreciation  per  annum  and  a 
yearly  allowance  of  $900  for  repairs  would  be  reasonable  for  the  conditions 
assumed  in  making  this  estimate.  This  would  make  a  total  of  $2400,  or 
$13.33  per  working  day  for  180  days,  which  is  equivalent  to  a  cost  of  1.66 
;ents  per  sq  yd,  say,  2  cents,  per  sq  yd. 

The  total  cost,  exclusive  of  profit,  for  the  pavement  and  conditions 
assumed  is  therefore : 

Binder,  materials 13.20  cents  per  sq  yd, 

Surface  materials 25.90  cents  per  sq  yd, 

Fuel v. .  .     2.00  cents  per  sq  yd, 

Labor  at  plant 4.50  cents  per  sq  yd, 

Labor  at  street, 5.00  cents  per  sq  yd, 

Haul 5.80  cents  per  sq  yd, 

Administration 2.00  cents  per  sq  yd, 

General  expense 5.00  cents  per  sq  yd, 

Guarantee  and  maintenance  for  5  years  10.00  cents  per  sq  yd, 

Interest  on  investment 1.00  cents  per  Bq  yd, 

Repairs  and  depreciation 2.00  cents  per  sq  yd, 

Total  cost  per  sq  yd 76.40  cents  per  sq  yd. 

Character  and  Cost  of.  Sheet- Asphalt  Pavements  in  1915  in  Several  Cities 

From  Engineering  and  Contracting,  April  5, 1916 


City 


Boston,  Man 

Providence,  R.  I. . . 

Albany,  N.  Y ' 

Bar.  of  Manhattan 
New  York  City..! 

Camden,  N.J 

Harrisburg,  Pa 1 

Baltimore,  Md . . . .  | 
Cincinnati.  Ohio. . . 

Chicago,  111 

Detroit,  Mich 

Milwaukee,  Wis. . . 

Fort  Dodge,  la 

Washington,  D.  C . 
Greensboro,  N.  C. . 
Columbia,  S.  C. . . . 
Lexington,  Ky .... 
New  Orleans,  La .  . 
Salt  Lake  City,  U.. 

Oakland.  Cal 

Portland,  Ore 


33  928 
27  628 
42  452 

51169 
81796 
88  551 

239  912 
29  732 

854  681 

26  476 
227  833 

23  445 
35  745 
48100 
51532 

27  170 
37  820 
66165 
57  649 

4  285 


♦Price 

per 

Square 

Yard 


Guar- 
antee 
Years 


Wear'g  | 
Course 
Thick-  | 
neas, 
Inches 


$2.25t 
1.87 
1.76 


.82 
.90 
.80 
•  57t 
.42 
.75t 
.02 
.90t 
.69 
.78 
.50 
.86 
.00 
.25 
.85t 
1.90t 
1.54f 


o 
5 
6 


5 
5 
5 
5 

10 
5 
5 
5 

5 
5 
5 
6 


Binder 
Course 
Thick- 
ness, 
Inches 


Concrete 
Foundation 


Ui 
2 

2 
2 
2 

IX 

IX 

2 

2 

2 

2 

1.4 
IX 
2 
2 

IX 

IX 
IX 
2 


X 
X 


Thick- 
ness, 
Inches. 


2 
1 


X 


X 
X 


X 
X 
X 


X 

X 


6 
6 
9 

6 
6 
6 
6 
6 

9X 

6 

6 

5 

6 

5 

5 

6 

6 

6 

6 

5 


Propor- 
tions 


1 
1 
1 

1 
1 
1 
1 
1 
1 
1 
1 
1 
1 
1 
1 
1 
1 
1 
1 
1 


3  :7 
3  :6 
3:6 

3  :6 
3  :6 
3  :7 
3:6 
3  :6 
3  :6 
3  :6 
3:6 
3:5 
3:7 


6 
5 
6 
5 


3:6 
8:6 
3:6 


*  Price  covers  pavement,  foundation,  and  preparation  of  subgrade. 
f  Does  not  include  preparation  of  subgrade. 
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The  general  scheme  of  this  cost  calculation  has  been  purposely  made 
somewhat  elaborate  to  show  how  all  the  various  elements  of  cost  may  be 
figured.  Where  some  of  these  elements  are  not  involved  they  may  be 
readily  eliminated  from  the  general  scheme.  Variations  in  the  price  of 
labor  and  Trmtariftlg  will  not  involve  any  variation  in  the  form  of  the  cal- 
culation. It  should  be  borne  in  mind  that  under  certain  conditions  of 
large  ouput,  short  haul  and  low  maintenance  cost,  these  figures  may  be 
considerably  reduced.  Where  the  price  of  materials  is  higher  the  cost  will 
be  correspondingly  increased.  The  cost  shown  in  the  above  calculation 
only  covers  binder  and  surface.  Grading,  foundation,  curbing,  manholes, 
and  extra  work  are  not  included  in  it. 

General  Cost  Data.  Owing  to  the  variation  in  the  price  of  raw  materials 
and  the  traffic  conditions,  it  is  impossible  to  give  an  average  cost  for  stand- 
ard sheet-asphalt  paving  construction  which  can  be  considered  as  authori- 
tative or  of  great  value.  Exclusive  of  curbing  and  extra  work,  the  average 
cost  thruout  the  United  States  for  a  sheet-asphalt  pavement,  consisting 
of  6  in  of  concrete,  1^  in  of  binder  and  1^  in  of  wearing  surface,  is  prob- 
ably about  $1.80  per  sq  yd  including  grading  to  an  average  depth  of  not 
over  4  in.  As  illustrating  the  different  conditions  affecting  prices,  the 
foregoing  table  is  given. 

MAINTENANCE 
19.    Causes  of  Failure 

The  proper  maintenance  of  a  sheet-asphalt  pavement  involves  the  mak- 
ing of  such  repairs  to  it  from  time  to  time  as  are  necessary  in  order  that  it 
may  continue  to  render  efficient  service  as  a  safe  and  smooth  roadway  or 
street. 

The  deterioration  which  eventually  renders  these  repairs  necessary  com- 
mences as  soon  as  the  pavement  is  laid  and  may  be  broadly  classified  under 
the  following  heads:  (1)  Defects  due  to  the  wear  and  tear  of  traffic;  (2)  de- 
fects caused  by  the  deterioration,  thru  age  and  exposure  of  the  bituminous 
cementing  material  used;   (3)  defects  in  construction. 

Traffic  Deterioration.  Under  traffic  the  surface  of  the  pavement  is 
abraded  and  gradually  wears  off  and  the  mineral  particles  exposed  on  the 
top  are  more  or  less  crushed  and  broken.  Where  these  particles  are  large, 
this  crushing  action  is  plainly  noticeable,  but  with  the  smaller  particles 
of  sand  it  is  hard  to  detect  it.  Under  heavy  traffic  and  unfavorable  weather 
conditions,  these  crushed  grains  become  active  centers  of  disintegration. 
The  crushed  particles  are  not  bound  together  by  the  asphalt  cement  and 
are  soon  swept  away.  The  holes  thus  made  in  the  pavement  serve  to  re- 
tain the  moisture  and  the  edges  of  the  holes  are  eventually  more  or  less 
broken  down,  thus  enlarging  the  hole.  This  condition  reproduced  all  over 
the  surface  tends  to  make  it  wear  away  much  more  rapidly  than  would 
otherwise  be  the  case.  The  effect  of  this  action,  which  at  first  glance  ap- 
pears trivial,  has  been  so  well  established  by  years  of  investigation  and 
experience  that  it  has  become  axiomatic  in  the  paving  industry  that  the 
heavier  the  traffic  the  finer  must  be  the  particles  composing  the  mineral 
aggregate.  In  hot  weather,  when  the  pavement  is  plastic,  the  abrasion 
of  the  surface  is  much  less  than  in  cold  weather,  when  the  pavement  is 
hard  and  possesses  but  little  plasticity.  In  hot  weather  the  calks  on  horses* 
shoes  sometimes  mark  up  the  pavement  to  a  very  considerable  extent,  but 
""nient  action  of  vehicular  traffic  wears  these  marks  out  almost 
Nevertheless,  in  a  community  unaccustomed  to  sheet  asphalt- 
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pavements,  the  appearance  of  these  calk  marks  in  a  new  pavement  is  always 
regarded  as  an  ominous  sign  presaging  its  speedy  destruction  and  failure. 
As  a  matter  of  fact,  if  the  pavement,  especially  when  newly  laid,  were  not 
soft  enough  to  show  these  marks  it  would  be  an  almost  infallible  sign  that 
the  asphalt  cement  used  in  it  was  too  hard  and  that  the  total  life  of  the 
pavement  would  be  less  than  if  a  softer  asphalt  cement  had  been  used. 
Traffic  on  a  pavement  always  compresses  it  and  increases  its  density,  and 
for  this  reason  a  two-year-old  pavement  will  always  mark  up  less  than  a 
new  one.  The  pressure  per  square  inch  exerted  by  the  comparatively  nar- 
row tire  of  a  heavily  loaded  vehicle  is  much  greater  than  that  exerted  by 
the  heaviest  steam  roller  used  in  the  laying  of  sheet-asphalt  pavements. 
Even  if  this  were  not  the  case,  the  kneading  action  produced  by  narrow 
tires  passing  many  times  over  the  surface  would  always  give  greater  com- 
pression than  could  be  obtained  by  the  action  of  the  broad  tires  of  a  steam 
roller. 

When  the  traffic  is  confined  to  a  comparatively  narrow  space  and  is 
always  in  the  .same  direction,  a  distinct  pushing  force  is  exerted  on  the 
pavement.  Whenever  the  pavement  lacks  inherent  stability,  due  to  an 
improper  mineral  aggregate  or  bitumen  which  is  lacking  in  cementing  value 
from  natural  causes  or  the  rotting  action  of  gas  or  water,  or  a  combination 
of  these  defects,  very  distinct  waves  or  bumps  will  be  produced  by  the 
action  of  heavy  traffic.  These  waves  sometimes  occur  in  recently  laid 
pavements  in  which  the  asphalt  cement  used  was  of  the  highest  quality, 
but  in  such  cases  will  usually  be  confined  to  a  few  places.  Investigation 
will  almost  always  show  defective  binder  in  these  spots,  or  too  soft  an  as- 
phalt cement,  or  too  great  a  thickness  of  pavement  owing  to  an  error  in 
the  grade  of  the  concrete.  A  paving  mixture,  designed  to  have  proper 
stability  when  laid  2  in  thick,  will  often  fail  in  this  respect  when  laid  4  in 
thick,  which  is  the  explanation  in  the  case  last  cited.  Too  soft  an  asphalt 
cement  will  also  reduce  the  stability  of  a  pavement.  Once  these  waves 
appear,  they  are  aggravated  by  traffic  passing  over  them.  The  wheel 
of  each  vehicle  rises  to  the  crest  of  the  wave  and  then  drops  down  with 
considerable  force  into  the  adjacent  depression.  The  plastic  pavement  in 
this  way  is  continually  displaced  at  the  low  spots  and  shoved  up  at  the 
high  spots  until  in  many  instances  the  concrete  will  be  exposed  at  the 
bottom  of  the  depression.  Similar  depressions  are  produced  by  setting 
manholes  too  high  above  the  surrounding  pavement.  Vehicles  drop  off 
these  high  manhole  covers  onto  the  pavement  and  soon  pound  it  out  of 
place.  It  is  better  to  Bet  all  manholes  slightly  below  the  grade  estab- 
lished for  the  finished  pavement. 

'Waves  are  much  less  liable  to  appear  in  those  portions  of  the  pavement 
which  are  subjected  to  cross  traffic;  that  is,  in  which  the  traffic  does  not 
always  move  in  the  same  direction.  This  is  usually  the  case  at  street 
intersections,  and,  if  properly  constructed,  the  pavement  in  these  locations 
almost  always  lasts  longer  than  in  any  other  part  of  the  street.  It  has 
been  seriously  suggested  that  in  order  to  increase  the  effective  life  of  pave- 
ments, the  direction  of  the  traffic  in  the  afternoon  should  be  the  reverse 
of  that  in  the  morning,  but  the  resulting  confusion  would  probably  more 
than  offset  the  gain  from  such  a  procedure.  Car  tracks  in  a  street  paved 
with  sheet-asphalt  may  cause  the  pavement  to  deteriorate  very  rapidly. 
Unless  the  rails  are  very  heavy  and  laid  on  an  adequate  foundation,  they 
will  vibrate  excessively  when  cars  pass  over  them.  This  is  especially  the 
case  where  tracks  designed  for  light  city  or  town  cars  are  subsequently 
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called  upon  to  carry  heavier  cars  or  cars  of  the  interurban  type.  Not 
only  will  the  vibration  be  excessive,  but  the  rails  will  frequently  sink  below 
the  level  of  the  pavement  and  leave  depressions  where  the  water  will  col- 
lect. To  prevent  the  vibration  from  being  communicated  directly  to  the 
sheet-asphalt,  rows  of  paving  blocks  or  bricks  are  frequently  placed  along 
the  rails,  altho  in  many  cases  the  sheet-asphalt  is  brought  up  directly  to 
the  rails.  When  the  vibration  is  excessive,  the  sheet-asphalt  pavement 
crumbles  or  cracks  in  a  very  short  time  and  leaves  an  opening  for  surface 
water  to  enter  between  the  wearing  surface  and  the  concrete  foundation, 
thus  permitting  the  rotting  action  elsewhere  described  to  take  place. 

Effect  of  Ageing  and  Exposure.  All  bituminous  materials  used  in  paving 
work  deteriorate  upon  exposure  to  the  elements  and  to  the  rotting  action 
of  escaping  gas,  water  and  street  liquids.  The  lighter  oils  contained  in 
them  gradually  volatilize,  thus  hardening  the  remaining  bitumen.  As  the 
hardening  process  goes  on,  the  pavement  loses  its  plasticity  and  wears 
away  with  increase  1  rapidity.  Eventually  the  bitumen  loses  its  elasticity 
and  the  pavement  cracks.  The  edges  of  these  cracks  crumble  away  and 
the  cracks  become  sufficiently  wide  to  be  plainly  felt  by  vehicles  passing 
over  them.  The  bumping  action  previously  described  in  connection  with 
waviness  is  produced  and  adds  to  the  rapidity  with  which  crumbling  takes 
place.  In  order  to  guard  against  this  and  prolong  the  effective  life  of  the 
pavement,  the  asphalt  cement  used  in  its  construction  is  made  as  soft 
as  possible  without  rendering  the  pavement  too  mushy  when  new.  The 
extent  to  which  this  can  be  carried  depends  upon  the  grading  and  char- 
acter of  the  sand  employed.  With  a  well  graded  sharp  sand  and  plenty 
of  filler,  a  much  softer  asphalt  cement  can  be  used  than  with  a  poorly 
graded  or  rounded  sand.  This  is  due  to  the  greater  inherent  stability 
of  the  former  type  of  sand.  It  is  obvious  that  a  mineral  aggregate  which 
when  dry  strongly  resists  displacement  will  permit  the  use  of  a  compara- 
tively soft  asphalt  cement.  Modern  traffic  conditions  have  in  this  particular 
respect  come  to  the  aid  of  the  pavement  makers.  Automobiles  in  their 
passage  over  the  pavement  are  continually  dropping  a  certain  amount 
of  oil  on  its  surface  which  is  very  evenly  distributed  by  the  large  number 
of  vehicles  passing  over  it.  This  oil  is  gradually  absorbed  by  the  pave- 
ment and  thus  softens  the  bitumen  and  counteracts  to  a  large  extent  the 
hardening  action  of  time  upon  it.  This  is  very  clearly  shown  in  a  certain 
pavement  in  Chicago,  which,  prior  to  the  passage  of  any  considerable 
number  of  automobiles  over  it,  about  1910,  was  so  hard  and  badly 
cracked  as  to  have  practically  reached  its  limit  of  usefulness.  The  street 
in  question  subsequently  developed  into  an  automobile  center  with  the 
result  that  the  pavement  was  softened  up  by  the  dropping  of  oil  upon  it 
to  such  an  extent  that,  in  1915,  it  was  still  giving  satisfactory  service.  Fifth 
Ave.,  New  York  City,  is  a  somewhat  similar  case. 

Some  asphalts  are  more  easily  rotted  by  water  action  than  are  others. 
With  such  asphalts  it  is  more  than  ever  necessary  to  make  the  pavement 
as  dense  as  possible  to  prevent  the  water  from  getting  into  it.  Generally 
speaking,  with  all  asphalts  the  wetter  the  climatic  or  other  conditions, 
the  denser  and  richer  in  bitumen  should  the  mixture  be  made.  The 
action  of  water  upon  a  pavement  may  take  place  from  the  surface 
downward  or  from  the  bottom  upward.  The  latter  action  is  the  more 
serious  and  the  harder  to  guard  against.  The  top  surface  is  always  com- 
pressed to  its  maximum  density  by  the  action  of  traffic,  and  if  it  has  suffi- 

nt  crown  and  grade  to  let  the  water  run  off  and  is  kept  clean  so  that 
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it  will  not  be  covered  by  a  layer  of  wet  mud  for  long  periods,  but  little 
deterioration  will  take  place.     Where  water  is  allowed  to  remain  in  the 
gutters,  the  rotting  will  frequently  be  very  rapid  and  this  will  be  still  more 
marked  if ,  as  in  some  towns,  the  dirty  wash  water  from  houses  is  discharged 
into  the  gutters.     Too  frequent  washing  of  a  pavement  with  water  at  a 
high  pressure  is  also  bad,  as  the  abrasive  action  of  such  a  jet  is  very  con- 
siderable and  acts  in  the  same  way  as  the  stream  from  a  hydraulic  nozzle. 
In  a  number  of  cases  water  finds  its  way  between  the  wearing  surface  of 
the  pavement  and  the  concrete  foundation.    This  may  be  due  to  the  geolog- 
ical formation  of  the  subsoil  strata  (and  it  must  be  remembered  that  con- 
crete is  not  waterproof,  especially  the  type  used  for  foundation  work)  or 
the  water  works  its  way  down  between  car  tracks  and  the  abutting  pave- 
ment, or  thru  faulty  gutter  construction,  etc.     Under  such  conditions,  it 
has  little  or  no  chance  to  evaporate  or  drain  off  and  attacks  the  pavement 
at  its  weakest  point,  that  is,  where  the  compression  is  the  least.     It  gradu- 
ally destroys  the  life  of  the  bitumen  and  renders  it  incapable  of  cementing 
the  grains  of  sand  together.     This  action  progresses  upward  thru  the  pave- 
ment and  in  some  cases  is  not  apparent  until  only  a  top  shell  of  good  pave- 
ment remains.     Depending  upon  the  conditions,  this  action  usually  mani- 
fests itself  by  shoving  and  waviness  of  the  pavement  at  the  point  where 
the  rotting  has  taken  place.     Owing  to  the  loss  of  the  cementing  power 
of  the  bitumen,  the  stability  of  the  pavement  has  been  lowered  so  that  it 
can  no  longer  withstand  the  shoving  action  of  traffic  previously  described. 
If  the  pavement  is  cut  thru  at  this  point,  the  white  sand  grains  will  be 
plainly  apparent  and  the  whole  mass  can  be  readily  disintegrated  between 
the  fingers.     As  soon  as  the  rotting  action  reaches  the  surface,  the  pavement 
is  quickly  worn  away  by  traffic  and  a  hole  is  produced. 

Gas  leaks  produce  a  very  similar  result  and  the  gas  sometimes  travels 
a  long  distance  from  the  point  of  leakage  before  it  actually  comes  in  contact 
with  the  pavement.  ' 

Another  cause  for  the  deterioration  of  sheet-asphalt  pavement  is  lack 
of  traffic.  Pavements  laid  on  outlying  residence  streets  and  culs-de-sac 
with  little  or  no  traffic,  crack  much  more  quickly  than  if  they  were  sub- 
jected to  a  moderate  traffic,  which  appears  to  be  necessary  to  keep  the  life 
in  the  pavement.  This  is  probably  due  to  the  fact  that  the  surface  is  not 
in  such  cases  kept  at  the  maximum  density  by  the  action  of  traffic  and 
gradually  becomes  porous,  thus  facilitating  the  evaporation  of  the  lighter 
oils  and  also  to  the  fact  that  the  kneading  action  of  traffic,  like  the  con- 
tinual use  of  a  rubber  band,  tends  to  keep  the  life,  so  to  speak,  in  the  bitumen 
and  equalizes  the  stresses  set  up  by  contraction  and  expansion. 

Defects  in  Construction.  These  may  perhaps  be  more  clearly  understood 
by  a  general  discussion  of  the  principles  involved  and  the  correct  way  of 
carrying  them  out  and  co incidentally  calling  attention  to  the  particular 
defects  arising  from  marked  departures  from  standard  practice. 

Unless  the  foundation  is  rigid  and  of  sufficient  strength  to  carry  the 
weight  of  the  traffic  passing  over  the  finished  pavement,  no  sheet-asphalt 
wearing  surface  will  give  satisfactory  service.  Being  plastic  at  all  normal 
temperatures,  the  wearing  surface  will  not  bridge  over  any  depressions 
formed  by  the  sinking  or  failure  of  the  foundation,  but  will  sink  with  it. 
The  principles  governing  good  foundation  work  and  design  need  not  be 
considered  here  except  to  say  that  the  subgrade  must  be  well  rolled  and 
compacted  in  the  first  place  and  that  good  concrete  of  sufficient  strength 
and  thickness  should  then  be  put  in  place  and  allowed  to  set  before  any 


1008  Sheet-Asphalt  Pavements  fleet.  17 

binder  or  wearing  surface  Is  put  upon  it.  Assuming  that  the  subgrade  has 
been  properly  rolled  and  that  the  concrete  is  of  the  proper  thickness  and 
quality,  the  first  point  of  importance  is  to  see  that  it  is  laid  to  grade.  If  it 
is  too  high  in  places,  the  thickness  of  the  binder  and  wearing  surface  must 
be  reduced  in  order  that  the  surface  of  the  finished  pavement  may  con- 
form to  the  established  grade.  Any  marked  diminution  in  the  thickness 
of  the  wearing  surface  will,  under  heavy  traffic,  considerably  reduce  the 
life  of  the  pavement.  On  the  other  hand,  if  the  concrete  is  laid  too  low, 
the  thickness  of  the  binder  and  wearing  surface  will  have  to  be  increased. 
Within  limits,  this  is  not  objectionable  if  the  increased  thickness  is  not 
carried  to  such  an  extent  as  to  affect  the  stability  of  the  pavement,  otherwise 
it  will  tend  to  roll  and  push  out  of  shape  under  traffic,  as  previously  described. 
It  is  usually  considered  better  practice  to  leave  the  surface  of  the  finished 
concrete  somewhat  rough  in  order  that  the  binder  may  key  into  these 
depressions  and  still  further  resist  the  shoving  action  of  traffic.  After 
the  concrete  has  been  put  in  place,  ample  time  should  be  allowed  for  setting, 
and  this  will  vary  with  the  weather  conditions.  Concrete  laid  in  freezing 
weather  will  apparently  set  up  when  in  reality  it  has  frozen.  When  the 
hot  binder  and  surface  mixture  are  placed  on  frozen  concrete,  the  latter  is 
thawed  by  the  action  of  the  heat  and  becomes  mushy  and  has  not  suffi- 
cient strength  to  support  the  weight  of  the  steam  roller.  Under  such  cir- 
cumstances it  is  impossible  to  properly  compress  the  hot  mixture.  In  addi- 
tion to  this,  the  water  set  free  by  the  thawing  of  the  concrete  is  forced  into 
the  mass  of  hot  material  and  more  or  less  of  it  remains  entrained  in  the 
mass. 

In  most  forms  of  construction,  a  binder  is  laid  directly  on  top  of  the 
concrete,  altho  this  is  sometimes  omitted  and  a  paint  consisting  of  asphalt 
dissolved  in  naphtha  is  applied  directly  to  the  dry  surface  of  the  concrete 
and  the  wearing  mixture  laid  directly  on  this. 

A  close  binder  properly  made  and  laid  will  be  superior  in  many  respects 
to  the  mixtures  which  have  been  laid  on  a  large  number  of  country  high- 
ways and  will  carry  a  fair  amount  of  traffic  for  a  considerable  time  without 
suffering  any  serious  damage.  Poor  binder  will  break  up  very  easily,  some- 
times it  can  be  kicked  up,  and  the  hauling  of  the  hot  surface  mixture  over 
it  will  damage,  it  very  seriously.  Surface  mixture  laid  on  a  binder  of  this 
kind  which  has  been  badly  broken  up  might  almost  as  well  be  laid  on  loose 
broken  stone  and  will  not  give  satisfactory  service  under  heavy  traffic. 

Lack  of  compression  will  produce  an  unsatisfactory  foundation  for  the 
wearing  surface,  and,  as  previously  mentioned,  binder  which  is  too  cold 
or  made  with  too  hard  an  asphalt  cement  or  an  insufficient  quantity  of 
asphalt  cement  can  not  be  properly  compressed  into  a  dense,  tough  mass. 
In  hauling  the  binder  to  the  street  over  long  distances  or  in  very  cold 
weather,  it  may  become  chilled  below  the  danger  point. 

Before  laying  the  surface  mixture  on  the  finished  binder  course,  the 
latter  should  be  dry  and  swept  clean  of  dirt;  otherwise  the  layer  of  wearing 
surface  will  not  adhere  properly  to  it.  When  delivered  upon  the  street, 
the  mixture  should  be  of  such  a  temperature  that  it  can  be  properly  com- 
pressed and  should  be  evenly  spread  by  means  of  hot  iron  rakes.  In  many 
cases  the  loads  of  hot  surface  mixture  are  dumped  directly  upon  the  spot 
over  which  they  are  to  be  spread.  This  is  bad  practice,  as  the  men  trample 
upon  it  while  shovelling  and  raking  it  and  the  rakes  do  not  thoroly  loosen 
up  this  trampled  material  when  passing  over  and  thru  it.  Altho  the  mix- 
tiim  i«  raked  to  a  uniform  surface  and  apparently  even  thickness  before  it 
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is  rolled,  those  portions  which  have  been  trampled  on  before  and  during 
raking  are  really  covered  with  a  greater  quantity  of  surface  mixture  than 
thoee  portions  which  have  not  been  trampled  on  and  which  are  covered 
wholly  with  what  might  be  termed  loose  or  fluffy  mixture.  When  the 
roller  has  completed  its  work  there  will,  therefore,  be  a  slight  unevenness  in 
the  finished  surface.  Under  light  traffic  this  would  make  no  appreciable 
difference,  but  under  very  heavy  traffic  the  slight  pounding  action  resulting 
from  this  condition  would  be  detrimental  and  lead  to  uneven  wear  of  the 
pavement.  Proper  and  thoro  compression  of  the  finished  mixture  is  very 
essential  as  this  produces  a  pavement  which  in  its  earliest  stages  is  fit  to 
sustain  the  heaviest  traffic.  It  is  always  questionable  whether  portions 
which  are  very  lacking  in  compression  will  be  ground  out  or  eventually 
consolidated.  Under  unfavorable  conditions  the  chances  are  strongly  in 
favor  of  their  being  ground  out.  In  those  portions  of  the  pavement  which 
are  inaccessible  to  the  roller,  compression  is  affected  by  the  use  of  hot 
smoothers  or  tampers,  or  both.  If  properly  handled,  the  desired  results 
will  be  obtained,  but  if  used  too  hot,  they  will  burn  the  pavement  and 
cause  it  to  scale  or  grind  out.  Hot  smoothers  particularly  are  dangerous 
tools  to  put  in  the  hands  of  incompetent  or  careless  workmen. 

The  practice  of  painting  the  edge  of  the  joint  with  hot  asphalt  cement 
is  not  to  be  recommended,  as,  unless  extreme  care  is  exercised,  too  much 
asphalt  cement  will  be  used  and  that  portion  of  the  pavement  will  be  too 
rich  in  bitumen  and  consequently  softer  than  the  rest,  which  will  result 
in  uneven  wear  and  possibly  shoving.  Great  care  should  be  taken  not  to 
have 'any  hump  or  depression  when  the  joint  is  made. 

A  Summary  of  the  Chief  Defects  and  Failures  met  with  in  practice  and 
the  contributing  causes  is  given  below. 

Cracking  is  due  to  cracking  of  the  concrete  base;  hardening  of  the 
asphalt  cement  thru  age;  use  of  too  hard  an  asphalt  cement;  use  of  an 
unsuitable  asphalt  cement;  too  little  bitumen  in  the  surface  mixture;  in- 
sufficient compression;  lack  of  traffic;  improperly  constructed  joints;  ex* 
treme  and  sudden  changes  in  temperature;  vibration  of  street-car  rails. 

Disintegration  op  Surface  is  due  to  defective  base;  unsuitable  mineral 
aggregate;  insufficient  bitumen  in  mixture;  insufficient  compression;  use 
of  too  hard  an  asphalt  cement;  use  of  overheated  mixture;  burning  due  tc 
use  of  excessively  hot  smoothers;  action  of  water;  action  of  illuminating  gas. 

WVviness  is  due  to  use  of  an  unsuitable  sand ;  use  of  too  soft  an  asphalt 
cement;  unstable  binder;  lack  of  stability  in  mixture;  too  great  a  thick- 
ness of  mixture;  projecting  manholes;  action  of  water;  action  of  illumin- 
ating gas;  uneven  raking;  too  much  bitumen  in  mixture;  excessively  heavy 
traffic  in  one  direction  over  a  limited  area. 

Scaling  is  due  to  too  coarse  a  mineral  aggregate;  too  hard  an  asphalt 
cement;  action  of  water;  accumulation  of  mud;  too  little  bitumen;  exces- 
sively heavy  traffic. 

20.    Methods  of  Repairing 

Repairing  should  be  carried  on  within  a  reasonable  time  after  defects  first 
make  their  appearance.  If  this  is  neglected,  deterioration  proceeds  much 
more  rapidly  than  would  otherwise  be  the  case.  Holes  and  depressions 
are  increased  in  size  by  the  passage  of  vehicles  over  them  and  water  accumu- 
lates in  them,  accelerating  disintegration. 

Two  distinct  methods  of  repairing  are  in  general  use:  (1)  The  pavement 
is  cut  out  and  removed  down  to  the  concrete  and  replaced  with  new  binder 


1010  Sheet-Asphalt  Pavements  Sect.  17 

and  surface;  (2)  the  upper  portion  of  the  surface  is  first  heated  by  suitable 
appliances  and  a  thin  layer  of  it  removed  by  rakes  and  shovels.  Imme- 
diately thereafter  and  while  the  remaining  pavement  is  still  warm,  a  com- 
paratively thin  layer  of  new  hot  surface  mixture  is  spread  over  it  and  raked 
and  compressed  in  the  usual  manner  followed  in  the  construction  of  new 
pavements. 

Pavement  Cut  Out  and  Replaced.  The  first  method  is  so  simple  that 
but  little  description  of  it  would  appear  to  be  necessary.  The  defective 
pavement  is  cut  up  into  pieces  sufficiently  small  to  facilitate  its  removal 
and  pried  up  with  crowbars  if  necessary.  The  adjacent  edges  of  the  old 
pavement  are  trimmed  up  with  an  asphalt  cutter  and  sparingly  painted 
with  hot  asphalt  cement  to  insure  a  proper  bond  between  the  old  and 
new  portions.  Under  favorable  conditions  and  when  the  pavement  being 
repaired  is  not  too  old  and  hard,  this  painting  with  asphalt  cement  may 
well  be  omitted.  All  loose  debris  is  removed  down  to  the  concrete  and  a 
new  tynder  course  and  wearing  surface  is  then  laid  in  exactly  the  same 
manner  as  when  constructing  a  new  pavement.  This  method  should  always 
be  employed  in  filling  up  holes  and  depressions  or  wherever  the  defective 
pavement  is  in  such  shape  as  to  necessitate  its  complete  removal,  as  in 
the  case  of  rotting  from  the  bottom  upward  and  waviness,  defective  binder 
or  foundation,  etc. 

Heating  Surface  of  Pavement  and  Adding  New  Material.  The  second, 
or  surface  heater  method  of  repair,  is  conducted  as  follows:  The  surface 
heater  is  placed  over  the  defective  pavement  and  put  in  operation.  Super- 
heated steam,  hot  air  or  flame  is  then  brought  in  contact  with  the  surface 
and  is  allowed  to  remain  there  until  the  pavement  has  been  softened  to 
the  required  depths  usually  from  5i  to  1  in.  The  heater  is  then  withdrawn 
and  placed  on  the  next  spot  to  be  repaired  and  the  burned  material  com- 
pletely removed.  The  space  thus  left  is  immediately  filled  with  new  hot 
surface  mixture  which  is  spread,  raked  and  finished  in  the  usual  manner. 
Care  must  be  taken  to  completely  remove  all  burnt  material  down  to 
such  a  depth  that  the  new  surface  after  compression  will  be  not  less  than 
%  in  in  thickness.  Skin  patching  of  less  depth  than  this  has  not  proven 
satisfactory.  In  order  that  repairs  made  by  this  method  will  give  satis- 
factory service,  it  is  essential  that  the  remainder  of  the  old  pavement  which 
serves  as  a  foundation  should  be  sound  and  in  good  condition  and  free  from 
water  rotting.  It  is  not  applicable  to  the  class  of  repairs  rendered  necessary 
by  defective  binder,  or  foundation,  or  water,  or  gas  rotting.  When  it  becomes 
necessary  to  resurface,  wholly  or  in  part,  a  pavement  which  has  become 
too  hard  thru  age  to  give  satisfactory  service,  the  surface  heater  method 
gives  very  good  results  and  is  much  cheaper  than  a  complete  removal  of 
the  old  pavement  down  to  the  concrete.  By  applying  the  hot  new  surface 
mixture  to  the  remaining  portion  of  the  old  pavement  while  the  latter 
is  still  hot  from  the  action  of  the  heater,  a  satisfactory  union  between  the 
old  and  new  work  can  readily  be  obtained,  provided  that  the  hardening 
of  the  old  pavement  has  not  been  allowed  to  proceed  so  far  that  it  is  impos- 
sible to  soften  it  by  the  application  of  heat.  Cracks  may  in  most  cases  be 
more  successfully  repaired  by  this  method  than  is  possible  in  any  other 
way.  The  repairing  of  cracks  satisfactorily  is  a  very  difficult  matter.  If 
they  are  cut  out  and  new  material  put  in,  this  results  in  the  formation 
of  two  joints  approximately  parallel  to  the  original  crack.  If  the  pare- 
nt being  repaired  is  old  and  hard,  it  is  difficult  to  establish  a  good  bond 
een  the  old  and  new  portions,  and  unless  this  is  accomplished,  two 
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cracks  will  shortly  appear  where  only  one  existed  before.  This  is  especially 
the  case  where  long  cracks  make  their  appearance  at  considerable  intervals 
and  in  many  instances  these  had  better  be  left  until  they  become  suffi- 
ciently wide  or  numerous  to  render  more  or  less  extensive  resurfacing 
necessary  at  the  places  where  they  occur. 

21.    Guarantees 

In  the  early  days  of  the  industry  15-year  guarantees  were  common. 
This  was  subsequently  cut  to  10  years  and  finally  to  5  years,  which  last 
is  the  most  satisfactory.  Under  fairly  heavy  traffic,  a  10  or  15-year  guar- 
antee involves  so  many  uncertainties  that  in  order  to  protect  himself  from 
financial  loss  a  contractor  must  bid  a  high  price.  The  character  of  the 
traffic  may  completely  change  in  this  period  and  the  type  of  construction 
originally  employed  be  absolutely  inadequate  to  meet  changed  conditions. 
Long  guarantees  usually  result  in  very  high  prices  and  severely  handicap 
the  smaller  contractor.  The  large  concern  with  a  number  of  streets  in  dif- 
ferent localities  to  maintain  is  able  to  apply  the  excess  revenue  from  the 
maintenance  of  some  of  their  streets  to  offset  unexpectedly  heavy  drains 
on  others.  Bonding  companies  soon  perceived  the  fallacy  of  acting  as 
sureties  on  long  term  maintenance.  The  many  considerations  entering 
into  the  construction  of  a  sheet- asphalt  pavement  are  not  well  known  to 
most  city  officials  and  they  are  therefore  unable  thoroly  to  supervise  the 
laying  of  it.  Without  thoro  and  trained  inspection  they  are  at  the  mercy 
of  the  contractor,  who  himself  is  often  more  or  less  ignorant  of  the  prin- 
ciples of  the  art.  A  guarantee  for  a  moderate  period,  say  5  years,  is  there- 
fore a  useful  protection  provided  the  bonding  company  and  the  contractor 
live  up  to  their  obligations.  Past  experience  conclusively  shows  that  even 
this  safeguard  is  often  woefully  lacking  in  real  value  and  that  the  only 
proper  method  is  to  have  competent  supervision  of  the  pavement  while 
it  is  being  manufactured  and  laid.  Many  of  the  larger  cities  have  organ- 
iced  their  own  inspection  departments  and  the  smaller  ones  who  can  not 
afford  this  expense  are  employing  inspecting  engineers. 

22.    Specifications  for  Maintenance 

The  following  specifications  were  adopted  in  1916  by  the  Am.  Soc.  Mun. 
Imp.  At  the  conclusion  of  the  specifications,  comments  and  explanations 
pertaining  to  several  sections  have  been  appended. 

"  17.  Condition  at  Expiration  of  Guarantee.  In  addition  to  the  proper  maintenance 
of  the  pavement  during  the  period  of  guarantee,  the  Contractor  shall,  at  his  own 
expense,  just  before  the  expiration  of  the  guarantee  period,  make  such  repairs  as 
may  be  necessary  to  produce  a  pavement  which  shall: 

a.  Have  a  contour  substantially  conforming  to  that  of  the  pavement  as  first  laid 
and  free  from  depressions  of  any  kind  exceeding  ^  in  in  depth  as  measured  between 
any  two  points  3  ft  apart  on  a  line  conforming  substantially  to  the  original  contour  of 
the  street. 

b.  Be  free  from  cracks  or  depressions  showing  disintegration  of  the  surface  mixture. 
c  Contain  no  disintegrated  surface  mixture. 

d.  Not  have  been  reduced  in  thickness  more  than  y*  in  in  any  part. 

e.  Have  a 'foundation  free  from  such  cracks  or  defects  as  will  cause  disintegration 
or  settling  of  the  pavement  or  impair  its  usefulness  as  a.  road  way. 

"  18.  Repairing.  Repairs,  except  as  provided  for  below,  shall  in  all  cases  be  made 
by  cutting  out  the  defective  binder  and  wearing  surface  down  to  the  concrete  and 
replacing  them  by  new  and  freshly  prepared  binder  and  wearing  surface  made  and  laid 
in  strict  accordance  with  these  specifications.  Whenever  any  defects  are  caused  ' 
the  failure  of  the  foundation,  the  pavement,  including  such  foundation,  shall  be  taken 
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up  and  relaid  with  freshly  prepared  material  made  and  laid  in  strict  accordance  with 
these  specifications.  In  all  cases  the  surface  of  the  finished  repair  shall  be  at  the  grade 
of  the  adjoining  pavement  and  in  accordance  with  the  contour  of  the  street. 

"The  surface  heater  method  of  repairing  may  be  used  only  in  those  cases  where  the 
repairs  are  not  rendered  necessary  by:  (1)  Failure  of  concrete;  (2)  failure  of  the 
binder;  (3)  failure  caused  by  the  disintegration  of  the  lower  portion  of  the  wearing 
surface.  Whenever  the  surface  heater  method  is  employed,  all  defective  surface  shall 
be  removed  before  replacing  it  with  new  material.  In  all  cases  the  old  surface  shall 
be  removed  to  a  depth  of  not  less  than  %  in  and  the  new  surface  must,  when  coin- 
pressed,  be  not  less  than  H  in  in  thickness.  The  heat  shall  be  applied  in  such  a 
manner  as  not  to  injure  the  remaining  pavement.  All  burnt  and  loose  material  shall 
at  once  be  completely  removed  and,  while  the  remaining  portion  of  the  old  pave- 
ment is  still  warm,  shall  be  replaced  by  new  and  freshly  prepared  wearing  surface 
made  and  laid  in  strict  accordance  with  these  specifications. 

"19.  Note  to  Engineers.  Filler.  As  Portland  cement  is  more  expensive  than 
limestone  dust,  the  specification  should  distinctly  state  which  kind  of  filler  is  desired. 

"  Binder.  The  following  clause  has  been  suggested  as  being  descriptive  of  the  prac- 
tice in  some  cities.  The  committee,  however,  does  not  feel  like  recommending  it 
in  a  general  specification.  If  this  clause  is  incorporated  in  the  specifications  it  should 
be  clearly  stated  whether  or  not  the  practice  described  therein  will  be  permitted  by 
the  City  Engineer. 

"With  the  permission  of  the  City  Engineer,  not  to  exceed  20%  of  crushed  old  asphalt 
surface  mixture  of  suitable  character  may  be  used  in  combination  with  the  binder 
stone,  provided  that  such  mixture  produces  a  binder  complying  in  all  respects  with 
the  requirements  of  these  specifications." 

Comments  and  Explanations  of  sections  of  the  Am.  Soc.  Mun.  Imp. 
1916  specifications  follow: 

Section  17.  This  is  intended  to  insure  that  the  pavement  at  the  expiration  of  the 
guarantee  period  shall  be  handed  over  to  the  city  in  a  serviceable  condition.  It  is 
not  intended  to  place  upon  the  contractor  the  burden  of  repairing  defects  other  than 
those  caused  by  defective  workmanship  or  materials  or  ordinary  wear  and  tear. 

Section  18.  This  specifies  the  manner  in  which  repairs  shall  be  made  and  these 
are  discussed  at  length  under  methods  of  repairing. 

Section  19.  This  suggests  a  clause  permitting  the  use  of  crushed  old  surface  mix- 
ture in  the  binder  mixture  instead  of  sand.  The  cold  crushed  material  should  be 
added  to  the  hot  stone  after  it  has  passed  thru  the  heating  drums  and  then  be  mixed 
with  it  until  both  materials  have  reached  approximately  the  same  temperature.  If 
the  surface  mixture  were  passed  thru  the  ordinary  drying  drums  with  the  sand  it  would 
be  burnt  and  become  unfit  for  use.  If  desired,  drums  or  heating  devices  of  special 
construction  to  avoid  overheating  may  be  used  for  heating  the  surface  mixture.  Only 
a  surface  mixture  of  suitable  character  shall  be  used. 

ROCK  ASPHALT  PAVEMENTS 

GENERAL  DATA 
23.    Description  and  Historical  Development 

General  Description.  Rock  asphalt  pavements  differ  from  sheet-asphalt 
pavements  in  that  the  mineral  aggregate  has  been  impregnated  by  nature 
with  a  bituminous  cementing  material.  The  mineral  aggregate  consists  of 
sand  or  finely  divided  limestone  and  will  generally  all  pass  a  10-mesh  sieve. 
They  are  usually  laid  directly  on  a  concrete  foundation,  the  hinder  course 
used  with  sheet-asphalt  pavements  being  generally  omitted. 

History.     European  rock  asphult  pavements  have  a  mineral  aggregate 

composed  of  finely  divided  limestone  impregnated  with  a  very  soft  bitumen. 

Commercial  deposits  of  this  material  occur  in  France,  Italy  and  Germany 

and  have  been  known  since  1712.     The  Val  de  Travers  deposits  in  Swita- 

-'-M  have  been  worked  since  about  1720,  those  at  Lobsann,  Germany, 
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since  about  1735,  and  those  at  Seyssel,  France,  since  about  1797.     Count 
de  Sassenay  in  1802  greatly  improved  the  old  and  very  crude  method  of 
mining  and  handling  the  material.     At  first  only  an  asphalt  mastic  was 
manufactured  and  this  was  produced  by  enriching  the  ground  rock  with 
additional  bitumen  extracted  from  rock  obtained  from  the  same  deposit. 
The  rock  asphalt  mastic  so  produced  was  used  for  paving  floors,  sidewalks 
and,  finally,  streets.     In  1834  mastic  pavements  met  with  some  success*  in 
Lyons,  France.     About  the  same  date  mastic  began  to  be  used  extensively 
in  Paris  for  sidewalks.     It  was  not  until  1854  that  the  compressed  rock, 
but  not  in  the  form  of  mastic,  was  used  in  street  pavements  and  in  that 
year  Leon  Malo  paved  the  Rue  Bergere  in  Paris  with  it.     This  proved 
successful  and  its  use  spread  rapidly.     In  1869  Threadneedle  St.,  in  Lon- 
don, was  paved  with  Val  de  Travers  rock  asphalt  and  in  1871  rock  asphalt 
pavements  were  laid  in  Geneva  and  Berlin.     Shortly  thereafter  similar 
pavements  were  laid  in  New  York  City,  Boston,  Buffalo,  New  Orleans, 
La.,  and  other  American  cities,  but  the  high  cost  of  importing  the  rock 
asphalt  from  Europe  and  the  invention  of  the  American  type  of  sheet- 
asphalt  pavements,  which  could  be  laid  at  a  much  lower  cost,  eventually 
led  to  its  practical  abandonment  in  the  United  States  as  a  street  pavement. 
Large  quantities  of  mastic  for  flooring,  waterproofing  and  sidewalk  work 
are,  however,  still  imported.     Numerous  bituminized  sand  and  limestone 
rock  deposits  are  found  in  the  United  States  altho  the  former  predominate. 
It  is  probable  that  the  bituminized  sands  at  Carpinteria,  near  Santa  Bar- 
bara,  Cal.,  were  the  first  ones  used  for  paving  roadways  in  the  United 
States  and  that  they  were  employed  about  1865.     Bituminous  limestone 
deposits  are  found  in  the  United   States  in  Oklahoma,  Texas  and  Utah, 
and  bituminous  sandstones  are  found  in  Kentucky,  Oklahoma,  California, 
Texas  and  Utah.     Many  of  them  have  been  utilized  for  paving  purposes 
but  generally  only  in  the  immediate  neighborhood  of  the  deposits,   as, 
except  within  a  limited  distance,  they  could  not  compete  in  price  with 
a  sheet-asphalt  pavement. 

24.    Characteristics 

Rock  asphalt  pavements,  when  properly  constructed,  closely  resemble* 
sheet-asphalt  pavements  in  many  respects.  They  are  smooth,  non-produc- 
tive of  dust,  almost  noiseless,  waterproof,  non-absorbent  and  easy  to  clean. 
Limestone  rock  pavements  are  smoother  and  more  slippery  than  sheet- 
asphalt  pavements.  They  do  not  soften  up  to  the  same  extent  in  hot 
weather  and  the  best  type  will  probably  sustain  a  slightly  heavier  traffic. 
Some  of  the  heaviest  traffic  streets  in  cities  in  Europe  are  paved  with  them. 
Sandstone  rock  pavements  when  containing  a  properly  graded  mineral  aggre- 
gate are  practically  identical  in  appearance  and  texture  to  sheet-asphalt 
pavements.  Most  natural  deposits  are  impregnated  with  a  soft  bitumen  and 
their  mineral  aggregate  is  not  well  graded.  Under  such  conditions  they 
mark  up  excessively  in  hot  weather  and  are  very  liable  to  displacement 
under  traffic  and  their  use  has  been  chiefly  confined  to  light  traffic  streets. 

Foundations  should  be  the  same  as  for  sheet-asphalt  pavements. 

MATERIALS 

25.    Bituminous  Limestones  and  Sandstones 

Bituminous  Limestones.     Those  obtained  from  Europe  are  more  evenly 
impregnated  with  bitumen  than  are  those  found  in  the  United  States  a 


1014 


Hock  Asphalt  Pavements 


Sect.  1' 


compact  better  and  much  more  readily.  It  has  been  suggested  that  tin 
Continental  limestone  matrix  consists  of  the  remains  of  marine  organisms 
which  may  account  for  this.  Most  of  the  American  limestone  rock  con 
tains  particles  of  hard  crystalline  calcite  which  has  not  been  impregnated 
with  bitumen.  The  mesh  composition  of  the  European  rock  asphalt* 
given  in  the  following  table  represents  the  material  as  it  reaches  the  United 
States  after  pulverization. 

Table  II. — European  Bituminous  Limestones 


Bitumen 

Passing  200-mesh . 
Passing  100-meah. 
Passing  80-meah . 
Passing  60-mesh . 
Passing  40-meah . 
Passing  80-meah . 
Passing  20-mesh . 
Passing    10-meeh . 


Carbonate  of  lime. . . 
Carbonate    of    mag- 
nesia   

Consistency    of    im- 
pregnating bitumen 


6.1% 
42.9% 
9.0% 
6.0% 
7.0% 
8.0% 


8.7% 
47.3% 
10.0% 
6.0% 
9.0% 
6.0% 
5.0% 
6.0% 
4.0% 


100.0% 

87.1% 

0.9% 

Very 

soft 


8 

4 

8.6% 

10.0% 

37.5% 
15.0% 
12.0% 

40.0% 

12.0% 

.80% 

14.0% 

10.0% 

4.0% 

7.0% 
6.0% 
4.0% 
8.0% 

4-°» 
8.0% 

2.0% 

100.0% 

100.0% 

88.4% 

€8.2% 

Trace 

0.9% 

Very 

Very 

soft 

soft 

6 


9.8% 
86.2% 
17.0% 
110% 
14.0% 
.0% 

0% 
0% 


I 


9 
2 

l.v/c 

10% 


2.0$ 
2.0% 


100.0% 

75.2% 

18.6% 
Very 
soft 


100.0% 

80.0% 

0.5% 

Very 

soft 


(1)  Seyssel,  France;  (2)  Mons,  France;  (3)  Val  de  Travers,  Switzerland. 
(4)  Ragusa,  Sicily;    (5)  Sieula,  Sicily;  (6)  Vor  Wohle,  Germany. 

The  bitumen  contents  of  these  rocks  varies  considerably  in  different  por- 
tions of  the  deposits  and  the  above  figures  represent  the  average  as  shipped 
to  this  country.  Until  the  necessity  was  realized  for  blending  materials 
from  different  parts  of  the  deposit  so  as  to  produce  a  uniform  product, 
many  failures  resulted. 

Table  m. — American  Bituminous  Limestones 


4.6 

Bitumen {         to 

['  12.0% 
Carbonate  of  lime  and  magnesia I  78 .0% 


Penetration  at  25°  C  (77°  F)  of  im- 
pregnating bitumen 


20 
to 
55 


8.0 

to 

7.0% 

87.0% 

30 
to 
60 


8 


3.5 

to 
10.6% 
72.0% 

200 

to 

226 


10.0 

to 

13.0% 

87.6% 

15 
to 
26 


5.0 

to 

13.0% 

63.0% 


5 
to 
20 


(1)  Buckhorn,  Okla.;  (2)  Brunswick,  Okla.;  (3)  Ravia,  Okla.;  (4)  Uvalde 
County,  Tex.;    (5)  Clear  Creek,  Utah. 

Bituminous  Sandstones.  In  most  of  these  deposits  the  material  is  very 
imperfectly  impregnated  and  the  rock  does  not  break  down  after  the  ex- 
traction of  the  bitumen  from  it.  In  some  of  them  the  bitumen  is  too  hard 
requires  fluxing;   in  others,  it  is  too  soft  or  present  in  too  great  quan- 


.Art.  25 


Bituminous  Limestones  and  Sandstones 


1015 


tities  and  bituminous  sandstones  have  been  mixed  with  them  with  good 
xesults,  notably  in  the  case  of  the  Buckhorn  bituminous  sandstones  and 
limestones,  mixtures  of  which  have  been  laid  in  Kansas  City,  Mo.  Some 
excellent  pavements  have  been  laid  in  Beaumont  and  San  Antonio,  Texas, 
by  mixing  the  pulverised  Uvalde  County  bituminous  limestone  with  flux  to 
noften  the  hard  bitumen  or  with  flux  and  sand. 

Table  IV. — American  Bituminous  Sandstones 


Bitumen 

Busing  200-mesh. 
roaring  100-meeh. 

80-meah. 

50-mesh. 

40-mesh. 

30-mesh. 

20-meah. 

10-mesh. 


Penetration  at  25°  C  (77°  F) 
of  impregnating  bitumen 


100.0% 

Very 
soft 


100.0% 

Very 
soft 


3 


17.5% 

6.5% 

25.0% 

85.0% 

12.0% 

8.0% 

1.0% 


100.0% 

Very 
soft 


100.0% 

Very 
soft 


7.5% 
11.6% 
22.0% 
24.0% 
30.0% 
4.0% 
1.0% 


100.0% 

Very 
soft 


100.0% 

Very 
soft 


10 
15 
17 
14 
26 
10 
5 
3 


•51 

•^ 

•0 

•0 
.0' 

•0 

•<>! 

.0% 


100.0% 

Very 

soft 


(1)  Carpinteria,  Santa  Barbara  County,  Cal.;  (2)  Santa  Crux,  Cal.;  (3) 
Santa  Crux,  Cal.;  (4)  Breckenridge  County,  Ky.;  (5)  Green  River,  Warren 
County,  Ky.;   (6)  Buckhorn,  Okla.;   (7)  Whitmore  Canon,  Utah. 

The  Carpinteria  sands  are  too  rich  in  bitumen  to  make  a  satisfactory 
pavement  altho  they  have  been  used  to  some  extent  in  and  around  Santa 
Barbara.  The  Santa  Cruz  material  if  carefully  selected  makes  a  very 
satisfactory  light  traffic  pavement  and  a  large  amount  of  it  has  been  laid 
m  San  Francisco.  Where  failures  resulted,  it  was  chiefly  due  to  lack  of 
•are  in  selecting  the  material.  Certain  of  the  Kentucky  rock  asphalts 
have  been  used  in  Louisville,  some  of  the  pavements  being  very  poor,  due 
to  ignorance  and  poor  selection  of  material,  and  others  being  very  good. 
A  number  of  excellent  pavements  were  laid  in  the  above  City  by  mixing 
a  certain  proportion  of  the  heated  bituminous  sandstone  with  an  ordinary 
sheet-asphalt  mixture.  Where  the  rock  has  been  uniformly  impregnated 
with  bitumen,  the  coating  of  the  particles  is  usually  much  more  thoro 
than  is  possible  in  an  artificial  mixture.  This  is  especially  true  where  the 
mineral  aggregate  is  composed  almost  wholly  of  very  fine  particles,  as  in 
the  case  of  certain  of  the  European  limestone  rock  deposits.  The  difficulty 
of  obtaining  uniform  material  in  which  the  consistency  of  the  bitumen  and 
the  grading  of  the  mineral  aggregate  are  satisfactory  is,  however,  very 
great.  In  a  sheet-asphalt  pavement  this  is  easily  regulated.  The  sand 
which  constitutes  70  to  80%  of  it  is  derived  locally,  and  this  is  often  true 
of  the  filler  as  well.  While  the  freight  rate  on  the  asphalt  used  may  be 
high,  it  only  constitutes  approximately  10%  of  the  pavement.  Where  a 
natural  bituminous  rock  is  used,  the  entire  pavement  must  be  transported 
and  when  the  distances  are  great  this  is  a  prohibitive  handicap.  For  these 
reasons  the  rock  asphalt  industry  of  the  United  States  has  never  assumed 
large  proportions  and  most  of  the  pavements  have  been  laid  in  the  imme- 
diate vicinity  of  the  deposits.  Some  cities,  notably  Buffalo ,  have  used  a 
certain  proportion  of  European  rock  in  their  sheet-asphalt  paving  r 
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tures  with  success.     If  finely  ground,  it  takes  the  place  of  the  filler  and  is 
already  thoroly  impregnated  with  bitumen. 

26.    Theory  and  Composition  of  Rock  Asphalt  Pavements 

The  Theory  governing  bituminous  sandstone  mixtures  is  substantially 
the  same  as  for  sheet-asphalt  mixtures.  In  the  case  of  bituminous  lime- 
stone pavements  made  from  European  rock  asphalts,  the  mineral  aggre- 
gate is  largely  composed  of  200,  100  and  80-mesh  particles,  which  of 
themselves  pack  dry  and  possess  great  stability.  These  particles  are  impreg- 
nated with  a  very  soft  bitumen.  Considering  the  surface  area  of  the 
particles,  the  amount  of  the  bitumen  is  relatively  much  smaller  than  that 
used  in  sneet-asphalt  pavements.  For  the  above  reasons  the  wearing 
course  of  European  limestone  rock  asphalt  pavements  is  possessed  of  great 
stability  and  very  rarely  shoves  under  traffic.  This  is  not  true  of  the  bitu- 
minous sandstone  pavements,  most  of*  which,  unless  impregnated  with  a 
very  hard  bitumen,  are  lacking  in  stability. 

Table  V. — Composition  of  Rock  Asphalt  Pavements 


Bitumen 

Passing  200-mesh . . 
Passing  100-mesh . . 
Passing  80-mesh . . 
Passing  50-meeh . . 
Passing  40-mesh . . 
Passing  30-mesh . . 
Passing  20-mesh . . 
Passing  10-mesh . . 
Retained  10-mesh.. 


9.0% 
85.0 
16.0 
15.0 


8 


Uo? 

2.0% 
1-0% 


100.0% 


8.6% 
16.5% 

8.0% 
19.0% 
14.0% 


9 


Qcr 


12.0% 
8.0% 
5.0% 


100.0% 


8 


12.9% 
19.1% 

8.0% 

8.0% 
19.0% 

6.0% 
13.0% 
10.0% 

4.0% 


100.0% 


100.0% 


100.0% 


6 


100.0% 


(1)  Plaza,  5th  Ave.  and  59th  St.,  New  York  City,  European  limestone 
rock  asphalt;  (2)  Kansas  City,  Mo.,  mixture  of  Oklahoma  bituminous  sand 
and  limestone;  (3)  San  Antonio,  Tex.,  Uvalde  County,  bituminous  lime- 
stone fluxed;  (4)  Beaumont,  Tex.,  bituminous  limestone  fluxed;  (5)  San 
Francisco,  Santa  Cruz  bituminous  sandstone;  (6)  Louisville,  Ky.,  mixture 
of  Kentucky  bituminous  sandstone  filler  and  asphalt  cement. 

CONSTRUCTION  AND  MAINTENANCE 

27.    Methods  of  Manufacture  and  Laying 

Manufacture.  If  the  mineral  aggregate  is  naturally  in  a  fine  state  of 
division  and  only  held  together  as  a  solid  mass  by  the  cementing  power 
of  the  bitumen  which  it  contains,  it  will  usually  be  unnecessary  to  pulverise 
it;  otherwise,  it  must  be  passed  thru  rollers  and  disintegrators  and  then 
screened  to  separate  any  lumps  which  may  remain.  The  American  and 
European  limestones  require  crushing,  while  most  of  the  bituminous  sand- 
stones do  not.  After  crushing  they  are  then  heated  in  revolving  drums 
somewhat  similar  to  the  sand  dryers  used  in  sheet-asphalt  plants  but  having 
a  much  smaller  grate  area  as  great  care  must  be  taken  not  to  overheat 
or  burn  the  material.  Usually  a  definite  charge  is  placed  in  the  drums 
subjected  to  a  heat  of  not  over  177°  C  (350°  F).    The  drum  is  con- 
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tinuously  revolved  until  the  powdered  rock  reaches  a  uniform  temperature 
of  approximately  149°  C  (300°  F).  This  usually  requires  about  2  hr. 
Continuous  feeding,  as  in  a  sand  drier,  is  not  often  practiced,  as,  to  insure 
sufficient  heating  during  the  passage  of  the  material  thru  the  drum,  there 
would  be  too  great  danger  of  burning  it.  This  heating  is  sometimes  done 
in  shallow  iron  pans  with  a  slow  fire  underneath,  the  powdered  rock  being 
continually  turned  over  by  hand  during  the  process.  Where  asphalt  cement 
or  sand  is  to  be  added,  the  ordinary  type  of  asphalt  mixer,  sand  drier,  etc, 
must  be  provided  in  addition  to  the  equipment  above  described.  If  no 
such  addition  is  required,  the  bituminous  rock  is  ready  to  lay  on  the  street 
as  soon  as  it  comes  from  the  heating  drum. 

Laying.  The  hot  powder  is  transported  to  the  street  in  wagons  and 
spread  with  hot  iron  rakes  to  a  uniform  depth  in  much  the  same  manner 
as  a  sheet-asphalt  pavement.  Bituminous  sand  mixtures  are  usually  rolled 
and  finished  in  the  ordinary  way.  Bituminous  limestone  pavements  are 
sometimes,  but  not  always,  rolled  with  a  light  hand  roller  as  soon  as  they 
are  raked*  Immediately  thereafter  they  are  tamped  over  their  entire  sur- 
face with  round  tampers  from  6  to  7  in  in  diameter,  after  which  they  may 
or  may  not  be  rolled  with  a  5  to  10-ton  steam  roller.  Joints  are  made  in 
the  customary  manner  and  smoothers  are  sometimes  used  on  them,  but 
the  freshly  cut  edges  are  not  painted  with  asphalt  cement.  In  a  bitumin- 
ous limestone  pavement  the  compression  effected  as  above  described  results 
in  the  production  of  a  skin  of  compressed  paving  mixture  on  the  surface. 
The  lower  portion  of  the  wearing  course  receives  much  less  compression 
than  does  a  sheet-asphalt  pavement  similarly  treated,  as  the  powdered 
rock  is  light  and  fluffy  and  can  only  be  compacted  thruout  with  great  dif- 
ficulty and  years  of  traffic  are  required  to  produce  ultimate  compression. 
This  does  not  militate  against  the  successful  use  of  this  material  as  a  pave- 
ment, however.  In  fact,  shortly  after  ultimate  compression  has  been 
reached,  the  pavement  commences  to  disintegrate.  The  street  tools  used 
differ  but  little  from  those  employed  in  the  sheet-asphalt  paving  industry. 

28.    Specifications  for  Construction 

These  vary  greatly  with  the  kind  of  material  used  and  the  method  of 
manufacturing  or  tempering  it.  Owing  to  the  limited  use  of  rock  asphalt 
pavements  in  the  United  States,  these  specifications  are  not  as  detailed 
or  as  nearly  standardized  as  are  sheet-asphalt  paving  specifications. 

Borough  of  Manhattan,  New  York  City,  1912  Specifications.  "  Should  any  of  the 
rock  asphalts  be  used,  the  material  shall  be  a  natural  bituminous  limestone  or  sand- 
atone,  or  a  mixture  of  the  two,  and  shall  be  prepared  and  laid  in  the  following  manner: 

"  The  lumps  of  rock,  after  being  mixed  in  the  proper  proportions,  shall  be  finely 
crushed  and  pulverized,  and  the  powder  passed  thru  a  20-mesh  sieve.  In  case  of  the 
use  of  any  asphaltic  limestone,  or  a  mixture  of  an  asphaltic  limestone  and  an  asphaltic 
sandstone,  nothing  whatever  shall  be  added  to  or  taken  from  the  powder  obtained 
by  grinding  the  natural  bituminous  rock.  Should  it  be  proposed  to  use  an  asphaltic 
sandstone  only,  which  contains  more  than  9%  of  natural  bitumen,  of  such  a  con- 
sistency that  the  resulting  pavement  would  prove  too  soft  to  sustain  traffic,  the  ma- 
terial, if  satisfactory  in  other  respects,  shall  be  made  to  conform  with  the  require- 
ments of  these  specifications  by  the  addition  of  inorganic  dust,  in  such  manner  and 
in  such  proportion  as  the  Engineer  may  direct  The  powder  shall  contain  from  9  to 
12%  of  natural  bitumen. 

"  This  powder  shall  be  heated  in  a  suitable  apparatus  to  98°  to  121°  C  (200  to  260°  F), 
and  must  be  brought  to  the  ground  at  a  temperature  of  not  less  than  82°  C  (180°  F) 
in  carts  made  for  the  purpose,  and  carefully  spread  as  specified  for  refined  asphalt 
pavement,  to  such  a  depth  that,  after  having  received  its  ultimate  compression,  it 
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will  have  a  thickness  of  2H  in  when  laid  on  concrete.  When  the  foundation  is  other 
than  concrete  it  shall  be  laid  on  a  1-in  binder  course  as  heretofore  prescribed,  and  the 
net  thickness  of  the  rock  asphalt  wearing  surface  after  compression  shall  be  2  in.  The 
surface  shall  be  rendered  perfectly  even  by  tamping,  smoothing,  and  rolling  with  heated 
appliances  of  approved  design." 

Specifications  Proposed  in  1911  by  the  Assn.  for  Standardizing  Paving  Specifica- 
tions. "  The  bituminous  rock  or  rock  asphalt  for  use  in  the  wearing  surface  must  be 
ground  to  such  a  fineness  that  its  mineral  aggregate,  after  being  freed  from  the  bitu- 
men by  the  use  of  carbon  disulphide,  shall  all  pass  a  4-mesh  sieve.  The  wearing 
surface  made  of  the  bituminous  rock  or  rock  asphalt  must  contain  between  9.5  and 
12.5%  of  bitumen  soluble  in  carbon  disulphide.  The  ground  rock  asphalt  shall  be 
heated  separately  to  not  over  177°  C  (350°  P)  or  below  121°  C  (250°  F).  These  heated 
materials  shall  then  be  combined  and  thoroly  mixed  in  an  asphalt  mixer  in  the  re- 
quired proportions  to  produce  a  wearing  surface  complying  with  the  above  specifica- 
tions. The  mixture  prepared  in  the  manner  above  described  shall  be  brought  to  the 
streets  i  l  carts  at  a  temperature  between  107°  and  163°  C  (225°  and  325°  F)  and  shall 
be  laid  as  specified  in  the  specifications  for  sheet-asphalt  paving.'* 

29.    Construction  Cost  Data 

These  vary  so  much  with  the  price  of  the  raw  material  and  the  manner 
in  which  it  is  manipulated  that  it  is  impossible  to  give  any  typical  state- 
ment. Street  labor  is  about  the  same  as  in  sheet-asphalt.  Plant  labor 
is  usually  somewhat  less.  Superintendence,  etc,  is  about  the  same.  Cost 
of  plant,  interest  charges  and  depreciation  depend  upon  the  kind  of  material 
used  and  the  method  of  manufacturing  it.  Given  the  price  of  the  raw 
material  at  any  given  point,  the  cost  of  the  pavement  may  be  calculated 
in  the  same  manner  as  given  under  sheet-asphalt. 

30.    Methods  of  Maintenance 

In  European  limestone  rock  pavements  defective  material  is  cut  out 
down  to  the  foundation  and  replaced  with  new  material  and  the  surface 
heater  method  of  repairing  is  not  used.  This  practice  is  usually  followed 
in  bituminous  sandstone  pavements  but  there  would  appear  to  be  no  reason 
why  in  certain  instances  a  surface  heater  could  not  be  successfully  employed. 

Guarantee  Periods.  In  the  United  States  these  are  usually  the  same  as 
for  sheet-asphalt  pavements;  that  is,  5  years,  altho  some  of  the  European 
cities  call  for  a  2  years'  free  maintenance  period  and  pay  a  definite  sum 
per  annum  for  maintenance  during  the  succeeding  15  years. 
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GENERAL  DATA 

1*    Historical  Development 

Russia*  The  first  wood  block  pavements  are  said  to  have  been  laid  in 
ussia  several  hundred  years  ago.  The  blocks  were  hexagonal  in  form  and 
id  with  a  certain  amount  of  care,  but,  as  they  were  not  used  to  any  great 
;tent  or  for  any  length  of  time,  very  little  information  is  obtainable  about 
tern.  In  Petrograd,  in  1912  there  were  in  the  city  689  000  sq  yd  of  wood 
ivement,  which  is  6%  of  the  entire  pavement  area. 

In  London  the  first  wood  pavement  was  laid  in  1839;  this  consisted  of 
sxagonal  blocks  of  fir,  some  6  to  8  in  wide  and  4  to  6  in  deep.  The  blocks 
ere  laid  on  a  foundation  of  gravel  that  had  previously  been  rolled.  They 
ere  bevelled  or  grooved  on  the  edges  so  as  to  afford  a  foothold  for  the 
arses.  The  first  pavements  were  not  successful,  but  others  soon  followed, 
ad  the  Engineer  of  the  Sewer  Commission  stated,  in  a  report  made  in 
$74,  that,  counting  the  size  of  the  blocks  as  constituting  a  difference, 
lere  must  have  been  more  than  two  dozen  different  kinds  of  wood  pave- 
tents  experimented  with  in  the  city  previous  to  that  time. 
A  system,  known  as  Carey's  consisted  of  blocks  6^  to  7j^  in  wide,  13 
>  15  in  long,  and  8  or  9  in  deep,  the  Bides  and  ends  having  projecting  and 
Entering  angles,  locking  the  blocks  together  to  prevent  unequal  settle- 
tent.  Pavements  of  this  kind  were  laid  in  1841  or  1842.  They  required 
mewing,  however,  every  3  or  4  years.     The  dimensions  of  these  bio' 

1021 


1022  Wood  Block  Pavements  Sect.  18 

were  afterwards  modified,  and  finally  reduced  to  a  width  of  4  in  and  a 
depth  of  5  or  6  in,  the  reentering  angles  also  being  discarded. 

The  improved  wood  system  was  first  adopted  in  1871.  On  a  subgrade, 
a  bed  of  4  in  of  sand  was  laid,  and  upon  that  two  layers  of  1-in  deal  boards, 
saturated  with  boiling  tar,  one  layer  across  the  other,  were  laid.  The 
blocks  were  3  in  wide,  5  in  deep  and  9  in  long.  They  were  also  dipped  in 
tar  and  laid  on  the  boards  with  the  end  joints  closed,  but  the  transverse 
joints  were  %  in  wide,  the  space  being  maintained  by  pieces  of  boards 
nailed  to  the  foundation  and  also  to  the  boards.  The  joints  were  filled 
with  rammed  gravel,  then  a  composition  of  pitch  and  tar  was  poured  in 
until  the  joints  were  completely  filled,  when  the  surface  was  also  covered 
with  tar,  gravel,  and  sharp  sand.  The  foundation  was  somewhat  elastic 
and  maintained  the  even  surface  of  the  pavement  as  long  as  it  was  in  shape, 
but  when  the  pavement  became  pervious  to  water  it  settled  and  became 
rough  and  uneven.  This  was  probably  the  first  use  of  the  tar  and  gravel 
joint  for  pavements  of  any  description. 

In  1872  a  cement-concrete  foundation  was  first  used  for  a  wood  pave- 
ment. The  concrete  was  4  in  thick  and  was  laid  by  the  Ligno  Mineral 
Co.  The  blocks  were  of  beech,  mineralized  by  a  special  process,  3^£  in 
wide,  4)4  in  deep,  and  7)^  in  long,  with  the  ends  cut  to  an  angle  of  60°. 
They  were  laid  with  the  ends  inclining  in  opposite  directions  in  alternate 
courses.  In  a  few  years,  however,  this  form  of  block  was  abandoned  for 
the  rectangular,  and  fir  was  used  instead  of  beech.  The  blocks  were  bedded 
in  Portland  cement  and  laid  with  joints  \i  in  wide,  partly  filled  with  asphalt, 
and  then  grouted  with  mortar.  It  was  thought  after  a  few  years'  ex- 
perience that  the  laying  of  the  blocks  directly  upon  concrete  made  so  rigid 
a  construction  that  the  blocks  wore  more  rapidly  under  traffic  than  they 
otherwise  would.  There  were  several  means  devised  for  overcoming  this 
and  making  the  pavement  more  elastic.  The  Asphalt  Wood  Paving  Co. 
laid  Yi  in  of  asphalt  upon  concrete,  and  formed  also  the  lower  part  of  the 
joint  with  the  same  material,  and  the  upper  part  with  a  grout  of  Portland 
cement  and  gravel.  In  addition  to  the  elasticity,  it  was  claimed  that  this 
also  gave  a  perfectly  watertight  joint.  One  objection  to  this  method, 
however,  was  that  the  asphalt  softened  under  blocks  when  the  weather 
became  hot,  allowing  them  to  settle  unevenly  under  traffic,  making  the 
pavement  generally  uneven  and  consequently  causing  abnormal  wear. 

In  Henson's  method  the  blocks  were  laid  close,  with  a  strip  of  roofing 
felt  from  Via  to  Vs  in  thick,  cut  to  the  same  width  as  the  depth  of  the  blocks, 
laid  between  each  course.  The  joints  were  thus  closed  as  completely  as 
possible,  leaving  only  the  actual  fabric  of  the  felt,  the  material  support 
of  the  blocks  saving  them  from  the  rapidly  destroying  action  of  spreading 
at  the  edges.  The  protection  of  the  wood  was  further  enhanced  by  a  layer 
of  similar  felt  over  the  whole  surface  of  the  concrete  foundation  upon 
which  the  wooden  blocks  were  cushioned.  Another  object  of  laying  the 
felt  between  the  blocks  was  to  take  up  any  longitudinal  expansion  that 
might  occur  on  account  of  the  changes  of  the  atmosphere.  It  was  thought 
that  the  felt  would  be  thick  enough  to  provide  for  the  expansion  of  any 
one  course  of  blocks.  The  results  justified  this  method,  which  was  some- 
what expensive,  but  the  endurance  of  the  blocks  was  said  to  be  increased 
from  one-half  to  two-thirds  by  this  freedom  from  the  joining  of  the  blocks 
and  the  mutual  support  of  the  edges.  In  order  to  provide  for  the  trans- 
verse expansion  a  space  of  1  or  \\^  in  was  left  along  the  curb  and  filled 
h  asphalt  and  sand  or  gravel.     In  some  cases,  however,  the  row  of  blocks 
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ct  to  the  curb  was  left  open  until  the  greatest  amount  of  expansion 
ft  taken  place,  and  then  filled  in.  The  kind  of  wood  used  in  London  at 
It  time  was  generally  Swedish  deal,  and  the  blocks  were  generally  laid 
^bout  any  chemical  treatment,  since  that  was  considered  of  doubtful 
Vantage,  and  as  they  wore  out  under  traffic  rather  than  failed  from 
eay.  It  was  not  thought  that  creosoting  or  similar  treatment  would 
nefit  the  wearing  qualities. 

In  1874  Haywood  made  an  extensive  report  to  the  Commissioners  of  sewers 

London  upon  the  comparative  merits  of  wood  and  rock  asphalt  pavements. 

;  that  time  there  were  but  12  238  sq  yd  of  wood  pavement  and  30  802 

yd  of  rock  asphalt,  quite  a  portion  of  the  area  previously  laid  with  wood 

wing  been  replaced  with  rock  asphalt.     In  a  table  which  he  presented 

that  time  he  gave  the  actual  life  of  wooden  pavements  that  had  been 

id  at  different  times  since  1841  as  varying  from  5  years  and  5  months 

19  years  and  1  month.     The  pavement  having  the  longest  life,  strangely 

lough,  was  the  first  one  laid  of  those  in  the  table.     The  average  cost  per 

luare  yard  during  life,  including  repairs,  varied  from  Is.  5^d.  to  3s.  4d.  (35 

i  81  cents),  which  last  pavement  had  a  life  of  12  years  and  3  months. 

e  gave  the  average  life  of  the  pavements  in  the  three  streets  of  the  largest 

affic  as  9  years,  and  those  of  the  least  traffic  as  11  years  and  3  months. 

is  conclusions  on  the  whole  were  more  favorable  to  rock  asphalt  than 

>  wood,  altho  the  experience  with  rock  asphalt  at  that  time  extended  over 

period  of  only  5  years,  but  later  experience  has  justified  his  conclusions. 

ondon  and  Paris  at  the  present  time  are  using  wood  as  a  paving  material, 

ecause  it  is  less  noisy  than  stone  and  less  slippery  than  rock  asphalt. 

*n  London  Bridge,  King  William  St.,  blocks  wore  2%  in  in  3  years  and  2 

tonths.     Haywood  estimated  in  general  that  the  wear  of  wooden  pave- 

lents  would  be  from  0.2  to  0.3  in  per  year,  under  traffic  of  from  300  to 

00  vehicles  per  yd  for  12  hr. 

In  1884  the  wood  pavements  in  London  consisted  generally  of  blocks 
in  wide  by  6  in  deep  by  9  in  long,  altho  the  dimensions  of  length  and  depth 
aried  somewhat. 

Paris.  Wood  pavements  were  not  used  in  Paris  until  1881,  but  increased 
ery  rapidly,  so  that  in  1911  Paris  had  2  300  000  sq  yd  of  wood  pavement, 
hich  represented  21%  of  the  entire  pavement  of  the  city.  In  Paris  the 
locks  are  laid  on  the  heavy  traffic  streets,  that  is,  streets  where  the  bus  and 
ib  traffic  is  excessive.  The  material  used  at  the  present  time  is  principally 
ine  from  the  Landes  and  Swedish  deal. 

Germany.  The  total  amount  of  wood  pavement  in  Germany  was  re- 
orted  in  1913  to  be  1  085  968  sq  yd,  or  0.62%  of  the  total  amount  of 
avements  in  the  different  cities.  About  five-ninths  of  this  pavement 
ras  laid  with  soft  and  four-ninths  with  hard  woods,  on  a  concrete 
ase  from  7  to  8  in  thick.  The  blocks  were  5.1  in  deep,  and,  when 
npregnated  by  dipping,  the  pavement  cost  $4.06  per  sq  yd,  with  a 
-year  guarantee,  and  $4,875  when  the  blocks  were  creosoted,  with  a  10- 
ear  guarantee. 

Berlin  has  about  9  miles  of  wood  pavement  out  of  a  total  of  464  }£  miles. 
Tiis  city  is  practically  level,  the  central  business  portion  of  it 'being  paved 
Imost  entirely  with  rock  asphalt.  The  River  Spree  runs  thru  the  city, 
nd  there  are  many  bridges  over  it.  Wood  pavement  is  used  almost  en- 
rely  on  the  approaches  to  these  bridges,  and  also  on  the  bridges  over 
tie  railroad  tracks.  This  is  because  the  European  rock  asphalt  is  more 
ippery  than  the  European  wood,  the  reverse  of  what  is  found  in  this 
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country.  The  average  life  of  the  soft  wood  pavement  in  Berlin  is  taken 
as  12  years,  and  the  cost  of  repairs  about  17  cents  per  sq  yd. 

Quebec.  Tamarack  pavements  have  been  laid  in  Quebec  since  1855. 
The  blocks  are  laid  on  a  wooden  flooring  of  1%-in  boards,  laid  longitudinally 
and  crossed  at  right  angles  by  a  second  flooring  of  1-in  boards  so  as  to  con- 
form more -readily  to  the  crown  of  the  pavement.  Upon  this  flooring 
blocks  about  12  in  long,  sawn  from  logs  10  to  15  in  in  diameter,  are  laid 
on  end.  In  the  spaces  between  the  blocks  small  pieces  of  wood  are  forced, 
and  the  remaining  interspaces  filled  with  a  grout  made  of  Band,  cement 
and  tar,  or  sometimes  a  mixture  of  finely  sifted  coal  ashes  and  cement. 
These  roadways  are  very  durable,  it  being  stated  that  pavements,  after  hav- 
ing been  in  use  35  years,  were  taken  up,  when  the  blocks  showed  no  signs 
whatever  of  any  decay,  but  had  been  worn  to  one-half  their  original  depth. 
These  pavements  cost  from  $1.55  to  $1.75  per  sq  yd. 

Boston,  New  York  City  and  Philadelphia.  In  the  United  States  the 
first  wood  pavements  were  laid  about  1839,  in  Boston,  New  York  and 
Philadelphia.  No  special  care  was  paid  to  the  character  of  the  wood  of 
which  the  blocks  were  made  or  to  the  method  of  laying,  and  they  received 
no  treatment  whatever.  It  is  not  surprising,  therefore,  that  the  blocks 
soon  decayed,  and  the  pavement  got  into  such  disrepair  that  it  had  to 
be  relaid. 

A  Committee  of  the  Franklin  Institute  of  Philadelphia  in  1843  stated  in  a  report 
that  "The  hexagonal  hemlock  pavement  laid  some  years  ago  in  Chestnut  St.,  between 
Fourth  and  Fifth,  cost  $2.50  per  sq  yd,  and  was  decayed  to  such  an  extent  as  to  require 
renewal  within  3  years.  The  squared-block  wood  pavement  in  Third  St.,  of  Northern 
spruce,  cost  about  $2.25  per  sq  yd,  and  after  8H  years'  use  the  hemlock  portion  of  it 
was  very  much  decayed  and  needs  renewal,  while  the  heart  yellow-pine  portion  is 
still  in  apparently  good  order,  although  presenting  strong  symptoms  of  decay.  This 
pavement  was  laid  in  Sept.,  1839.  Finally,  in  consequence  of  the  slippery  nature  of 
their  surface,  their  deficiency  of  durability  when  of  ordinary  timber,  of  their  expense 
in  the  ultimate,  and  in  view  of  results  of  experience  as  far  as  they  have  become  known 
to  us,  we  are  reluctantly  impelled  to  the  conclusion  that,  tho  their  use  may  be  proper 
in  some  detached  situations,  wooden  pavements  ought  not  at  this  time  to  be  reoom- 
mended  as  part  of  the  general  system  of  paving  by  the  city  of  Philadelphia."  The 
Committee  also  stated  that  the  authorities  of  New  York  had  determined  to  take  up 
the  wood  pavements  and  relay  them  with  stone,  and  that  the  experience  of  Boston 
had  been  practically  the  same  as  that  of  Philadelphia  and  New  York  City. 

Washington,  D.  C,  id  a  city  in  which  experimental  pavements  of  many 
kinds  are  laid.  The  Board  of  Public  Works  was  appointed  in  1871,  and 
at  that  time  100  000  sq  yd  of  wood  pavement  had  been  laid  in  Washington 
and  Georgetown.  The  exact  type  is  not  known,  but  probably  quite  a 
large  proportion  of  it  was  the  Nicholson,  as  that  had  been  laid  in  many 
cities  previous  to  that  time.  Subsequent  to  1871,  and  under  the  authority 
of  the  Board  of  Public  Works,  there  were  laid  in  Washington  oyer  1  000  000 
sq  yd  of  wood  pavements,  under  twelve  separate  patents;  they  cost  from 
$2.00  to  $4.20  per  sq  yd.  They  soon  began  to  decay  and  to  be  replaced, 
so  that  between  1875  and  1878  over  315  000  sq  yd  had  been  removed. 
From  this  time  they  were  replaced  gradually  by  other  material  until  1887, 
when  18  403"  sq  yd  only  were  left,  and  these  were  removed  in  1889. 

In  a  report  to  the  Engineering  Department  in  1887  the  Commissioner  says:  "Cedar 
block  pavements  used  so  extensively  thruout  the  Northwest  are  cheap,  $1.00  to  $1.30 
per  sq  yd,  but  deteriorate  rapidly,  are  objectionable  on  sanitary  grounds,  and  are 
anything  but  smooth  for  street  wear.  Creosoted  wooden  blocks,  with  a  hydraulic 
cement  foundation,  when  closely  laid,  approach  nearest  to  the  ideal  block  pavement. 
?  in  the  form  of  the  blocks  of  the  Ker  Pavement  Co.,  New  York  City,  are  a  fair 
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sample  of  this  elan.  These  are  laid  with  creosotod  wood  blocks,  6  by  9  by  8  in  in 
limenaion.  The  wood  fiber  is  placed  vertically  to  a  depth  of  6  in;  H-in  joints  are 
eft  which  are  filled,  1  in  with  hot  asphalt  and  3  in  with  Portland  cement  grouting. 
rbe  resulting  pavement  is  clean,  noiseless,  smooth,  and  not  slippery."  Altho  this 
»vement  received  so  great  an  endorsement,  it  was  not  used  to  any  extent. 

Nicholson  Wood  Block  Pavement.  Wood  pavements,  however,  came 
nto  use  very  generally  in  the  United  States  between  1860  and  1870,  laid 
inder  the  Nicholson  patent.  Probably  the  best  idea  of  this  pavement 
an  be  obtained  by  quoting  from  the  Brooklyn,  N.  Y.,  specifications  in 
i  contract  made  in  1869: 

"The  wooden  blocks  of  the  Nicholson  pavement  are  to  be  of  sound  white  pine  or 
outhern  yellow  pine,  sawed  so  as  to  be  8  in  thick  and  6  in  long;  the  blocks  for  paving 
he  kennel  to  be  sawed  to  a  uniform  level  so  that  a  channel-way  for  surface  water  will 
ie  formed  outside  the  curb-lines.  The  flooring  for  blocks,  and  the  pickets  to  pe  used 
etween  each  transverse  course  of  blocks,  to  be  of  sound  common  pine  boards,  con- 
orming  to  1  in  thickness,  the  whole  2  in  wide  and  1  in  thick.  The  foundation  or  sand 
>ed  which  is  prepared  is  to  be  brought  to  a  proper  crown  and  width  to  the  street  edge 
nd  then  covered  with  sound  common  pine  boards  of  the  dimension  described,  paved 
mgthwiae  to  the  line  of  the  street,  the  ends  resting  on  similar  boards  laid  transversely 
rom  curb  to  curb;  the  flooring  to  be  well  and  thoroly  tarred  on  both  sides  with  hot 
oal  tar  brought  to  the  proper  consistency  with  paving  cement,  so  as  to  be  tough 
nd  fibrous  and  not  brittle  when  cool.  Upon  this  floor  of  plank  the  blocks  are  to  be 
et  on  end  in  parallel  courses,  transversely  with  the  line  of  the  street;  each  block 
efore  laying  to  be  dipped  to  half  its  height  in  hot  coal  tar  and  paving  cement  prepared 
s  described;  each  course  to  be  separated  by  a  course  of  pickets  placed  on  the  face 
f  the  blocks  and  to  be  properly  nailed;  the  space  between  each  course  of  blocks  about 
be  pickets  to  be  filled  with  clean  roofing  gravel  and  hot  coal  tar,  and  then  the  cement 
boroly  mixed  and  compactly  rammed  by  means  of  a  paver's  rammer  and  an  iron 
lade  made  to  fit  the  interstices  or  spaces  between  the  blocks;  the  gravel  to  be  very 
boroly  dry  and  warm,  so  as  not  to  chill  the  tar;  the  coal  tar  in  all  cases  is  to  be  boiled 
own  and  so  thickened  with  paving  cement  as  to  be  tough  and  fibrous  when  cool  and 
ot  brittle  even  in  cool  weather,  and  is  to  be  applied  hot  and  in  such  quantity  as  will 
boroly  penetrate  and  fill  all  the  joints;  the  whole  surface  of  the  pavement,  as  rapidly 
s  the  grouting  shall  be  completed,  is  to  be  covered  with  hot  tar  and  paving  cement 
b  above  specified,  and  then  covered  with  fine  sand  and  gravel  and  not  less  than  %  in 
tick." 

The  Nicholson  pavement  in  Brooklyn,  N.  Y.,  cost  $4.50  per  sq  yd,  with 
n  additional  sum  of  50  cents  per  sq  yd  for  grading  the  street  and  preparing 
he  foundation.  The  blocks  for  this  pavement  could  be  either  treated 
hemically  or  not,  according  to  the  belief  of  the  special  set  of  authorities 
i  control,  but  as  a  matter  of  fact  they  were  laid  without  treatment.  This 
avement,  when  first  laid,  was  very  smooth  and  presented  a  pleasing  ap- 
earance  to  the  eye,  and  for  a  time  was  extremely  popular.  It  soon  began 
?  decay,  however,  and  was  rough  and  uneven  unless  frequently  repaired, 
nd,  as  the  decay  continued,  became  unhealthy  and  unsanitary.  Its 
verage  life  in  Brooklyn,  N.  Y.,  was  about  6  years;  in  St.  Louis  5  years 
ad  6  months.  Memphis,  Tenn.,  laid  a  large  amount  of  this  pavement, 
ut  it  soon  decayed,  requiring  relaying  with  entirely  different  materials. 

Alexander,  Miller  &  Co.'s  Improved  Wood  Pavement,  which  was  very 
Imilar  to  the  Nicholson,  was  laid  at  about  the  same  time.  The  principal 
ifference  between  this  and  the  Nicholson  was  in  the  shape  of  the  blocks, 
hich  were  sawed  on  a  bevel  so  as  to  be  4  in  thick  at  the  base,  3  in  thick 
t  the  top  and  6  in  deep,  so  that  when  set  together  at  the  bottom  they 
;ft  an  open  joint  1  in  wide  at  the  top.  In  Brooklyn  these  blocks  were 
lid  on  burnettized  spruce  planks  lj^  in  thick.  These  planks  were  laid 
mgthwise  of  the  street,  resting  on  similar  planks  laid  transversely  from 
urb  to  curb.     The  spaces  between  the  blocks  were  filled  with  coal  tar 
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and  pitch,  and  the  surface  of  the  pavement  was  covered  in  the  same  waj 
as  that  prescribed  for  the  Nicholson  pavement.  This  pavement  coot  a. 
Brooklyn  $4.90  per  sq  yd,  and  its  life  was  practically  the  same  as  that  oJ 
the  Nicholson. 

Round  Cedar  Block  Pavements.  Between  1880  and  1890  all  Western 
cities  had  a  rapid  growth,  and  consequently  there  was  a  great  demand  foa 
street  pavements.  These  cities,  being  far  from  the  supplies  of  stone, 
naturally  took  kindly  to  the  representations  of  the  agents  for  wood  pavements, 
as  the  pavements  were  cheap,  and  it  was  hoped  that  the  property  on  the 
abutting  streets  would  be  sold  before  the  pavements  required  relaying. 
These  pavements  were  ordinarily  known  as  cedar  block  pavements.  This 
material  came  from  the  North,  and  was  especially  cheap  in  Chicago  and 
Detroit,  where  water  transportation  could  be  had,  but  it  was  also  laid 
in  Omaha,  Neb.,  and  in  the  larger  cities  of  Iowa.  The  blocks  were  made 
from  cedar  posts,  from  which  all  the  bark  had  first  been  removed,  and  sawed 
into  pieces  6  in  long,  by  gang-saws  cutting  from  six  to  eight  blocks  at  once. 
These  blocks  varied  in  diameter  according  to  the  dimensions  of  the  posts, 
but  the  specifications  generally  called  for  them  to  be  from  4  to  8  in  in 
diameter,  or,  if  larger,  the  blocks  were  split  before  being  laid  in  the  pave- 
ment. They  were  laid  on  different  foundations  such  as  sand,  sand  and 
gravel,  sand  and  broken  stone,  sand  and  hemlock  boards,  and  concrete 
with  a  sand  cushion.  The  great  and  almost  only  merit  of  these  pavements 
was  their  cheapness.  They  were  quickly  laid,  and,  when  new,  made  a 
pleasing  and  apparently  satisfactory  roadway.  The  blocks  were  laid  on 
the  foundation  very  simply,  the  only  object  being  to  get  them  close  together 
so  as  to  form  as  small  a  space  as  possible  between  the  individual  pieces. 
The  blocks  were  rammed  and  the  space  filled  with  clean,  coarse  gravel  pre- 
viously heated  and  dried,  and  then  poured  full  of  paving  cement  composed 
of  coal  tar  pitch,  the  specifications  generally  requiring  2  gal  per  sq  yd. 
Between  1880  and  1890  many  millions  of  yards  of  this  pavement  were 
laid  in  the  cities  of  Chicago,  Detroit,  St.  Paul,  and  Minneapolis,  Minn., 
Omaha,  Neb.,  Kansas  City,  Mo.,  and  many  other  smaller  cities  thruout 
the  Central  West.  The  pavement  being  cheap  and  all  of  these  cities  at 
that  time  having  an  unprecedented  growth,  a  much  greater  amount  was 
laid  than  would  have  been  laid  under  ordinary  circumstances,  as  the  real 
estate  boomer  desired  to  have  a  paved  street  in  front  of  his  property  long 
enough  to  sell  it,  no  matter  what  might  be  its  eventual  life.  This  pave- 
ment lasted  ordinarily  about  5  years  in  good  condition,  when  the  decay 
was  generally  so  great  as  to  make  it  rough  and  undesirable  for  travel,  and 
in  a  few  years  more  it  became  practically  impassable  and  required  renewal 
when  it  had  been  down  7  years. 

Chicago  probably  had  more  cedar  block  pavement  than  any  other  city. 
On  Jan.  1,  1897,  there  were  752.68  miles  of  this  pavement,  and  during  the 
year  there  were  laid  23.53  miles.  On  January  1,  1900,  the  mileage  was 
763.21.  In  1897  the  average  cost  of  this  pavement  laid  on  a  plank  base 
was  70  cents  per  sq  yd,  and  when  laid  on  6  in  of  broken  stone,  85  cento  per 
sq  yd.  The  City  Engineer  said  at  that  time:  "  The  plank  foundation  is 
considered  to  be  the  best,  as  the  wearing  surface  is  more  even,  and  the 
planks  last  as  long  as  the  blocks,  and  whenever  the  pavement  is  renewed  the 
street  is  torn  up,  as,  for  instance,  by  the  gas  company  renewing  the  calking 
of  their  pipes,  and  the  city  laying  new  conduits.  In  such  cases  it  is  neces- 
sary to  relay  the  macadam."  On  Jan.  1,  1911,  the  cedar  block  pavement  in 
Chicago  had  been  reduced  to  273.59  miles,  and  on  Jan.  1, 1915,  to  214.55  miles. 
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Detroit  also  laid  a  considerable  quantity  of  this  pavement.  Both  this 
ly  and  Chicago,  however,  recognised  that  it  was  a  temporary  pavement 
Jy,  but  with  its  low  cost  it  was  considered  to  be,  under  the  circumstances, 
i  advisable  proposition.  A  small  amount  of  this  material  was  laid  in 
etroit  in  1914;  the  blocks,  however,  were  only  4  in  deep  and  laid  on  con- 
ete,  so  that  when  they  did  decay  the  base  would  remain  in  good  condition 
id  at  proper  grade,  and  it  could  be  economically  refaced  with  a  new 
ivement.  The  following  are  the  specifications  for  the  1914  pavement: 
"  Cushion.  To  secure  a  smooth  surface  to  the  pavement  there  shall  be  spread  by 
sans  of  a  template,  shaped  to  conform  to  the  true  croan  section  of  the  street,  when 
mpacted  and  rolled  with  a  roller  weighing  not  less  than  200  or  more  than  800  lb, 
in  of  clean  bank,  lake  or  river  sand  free  from  all  loam  or  foreign  matter.  The  sand 
art  pass  a  Jtf-in  screen.  On  streets  having  car  tracks  a  mortar  cushion  shall  be 
ed,  composed  of  one  part  Portland  cement  and  four  parts  fine  river  sand,  said  cushion 
extend  2  ft  outside  of  track. 

"Cedar  Blocks.  Cedar  blocks  shall  be  4  in  long,  of  the  best  quality  of  sound, 
lected,  live  timber,  stripped  of  all  bark  and  free  from  all  traces  of  rot  or  indications 
decay,  and  shall  not  measure  less  than  4>£  in  nor  more  than  9  in  in  diameter,  and 
All  be  so  selected  in  sise  as  to  make  as  close-jointed  a  pavement  as  possible.  The 
ntractor  must  furnish  all  labor  to  cull  the  blocks  under  the  supervision  of  the  Com- 
issioner  of  Public  Works  or  his  representative.  All  condemned  blocks  shall  at 
ice  be  removed  from  the  street. 

"Filling.  The  spaces  between  the  blocks  shall  be  filled  with  screened  gravel  or 
ushed  granite  or  boulders  of  sise  varying  from  M  to  1  in  in  diameter  and  free  from 
jet,  sand,  loam  or  thin  stone,  screened  when  necessary,  thru  a  wire  screen,  to  set  at 
1  angle  of  60°,  with  meshes  not  less  than  8  in  lengthwise  by  H  in  in  width;  tamped 
ith  iron  tamping  bars  and  refilled  and  retamped  as  often  as  required  by  the  Com- 
ilasioner  of  Public  Works  or  his  representative,  and  then  the  surface  shall  be  well 
tiled  by  the  city  roller  at  a  cost  to  the  contractor  of  M  cent  per  sq  yd.  After  rolling, 
le  spaces  between  the  gravel  or  stone  filling  of  the  blocks  shall  be  completely  filled 
cm  the  bottom  to  the  top  with  paving  cement  obtained  from  the  direct  distillation 
'  coal  tar,  and  shall  be  the  residuum  thereof,  such  as  is  ordinarily  numbered  5  or  6 
t  the  manufactory,  or  any  other  approved  composition.  The  quality  of  the  com- 
osition,  and  the  temperature  at  which  it  shall  be  heated,  shall  be  satisfactory  to  the 
ommissioner  of  Public  Works.  Extra  material  and  care  shall  be  used  at  the  gutters 
i  filling  all  joints,  in  paving  around  catch-basins,  or  other  receptacles,  to  effectually 
(went  the  leakage  of  any  water  into  the  sub-roadway;  all  joints  to  be  completely 
tied  to  the  top  before  adding  top  dressing.  No  teaming  shall  be  permitted  over  the 
ivement  until  the  spaces  are  filled  as  above  specified." 

In  1888  many  of  these  cities  laid  pavements  practically  the  same  as 
lose  just  described,  except  that  the  material  was  cypress  from  the  swamps 
f  Arkansas.  This  wood  was  much  heavier  than  cedar,  more  dense  and 
ompact,  and,  from  its  appearance,  should  be  more  durable,  but  there  is 
robably  no  material  produced  by  nature  about  which  as  little  can  be  as- 
ertained  by  a  preliminary  examination  as  wood.  The  only  sure  way 
>  find  out  its  durability  is  by  experience.  In  an  actual  test  for  abrasion, 
ypress  would  probably  have  outlasted  cedar,  but  as  far  as  decay  from  the 
tmosphere  was  concerned  it  was  much  shorter-lived,  and  the  cypress 
locks  had  not  been  laid  more  than  2  years  before  they  began  to  show 
erious  signs  of  decay.  This  in  itself  proved  beneficial,  as  it  prevented  a 
ixger  amount  from  being  laid.  While  heart  cypress  has  deservedly  a  good 
eputation  for  durability,  the  sapling  wood  in  all  of  these  instances  plainly 
bowed  itself  of  no  value.  One  street  in  Omaha  which  was  paved  with 
ypress  blocks  in  1888  was  repaved  with  brick  in  1892,  and  the  other  streets 
taved  with  the  same  material  had  about  the  same  life.  When  the  Tenth 
It.  viaduct  in  Omaha  was  completed  in  1889,  it  was  decided  to  pave  the 
oadway  with  cypress  blocks;   but  in  this  instance  the  inspector  went  to 
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the  Louisiana  swamps  to  Bee  the  timber  cut  and  sawed,  selecting  only 
the  best  trees,  so  that  the  best  results  could  be  obtained.  Despite  this 
precaution  the  pavement  lasted  but  9  years. 

In  San  Antonio,  Texas,  a  certain  amount  of  mesquite  blocks,  hexagonal 
in  form,  were  laid  at  quite  an  early  date  and  as  late  as  1914.  In  1889  the 
City  Engineer  of  Galveston,  Texas,  where  pavements  of  this  material  had 
been  laid,  wrote  as  follows: 

"We  have  tome  creosoted  pine  blocks  from  6  to  10  by  4  by  6  in.  About  75  000 
sq  yd  were  laid  in  1874,  which,  even  now,  except  where  the  pavement  has  been  di»- 
turbed  for  streetrcar  tracks,  gas  and  water  pipes,  to  in  good  condition.  The  blocks 
were  laid  at  right  angles  to  the  sidewalk  curbs  on  a  sand  foundation,  with  a  1-in  apace 
between,  which  space  was  filled  in  with  a  wedge  driven  down  about  2  in  below  the  top 
surface  of  the  blocks  and  penetrating  about  2  in  into  the  foundation  below  the  bottom 
of  the  block,  the  space  above  the  wedge  being  filled  with  tar  and  gravel,  and  in  1892 
to  1895  inc.  there  were  laid  some  4  or  5  miles  of  creosoted  pine  block  pavement.  In  thfa 
Instance  the  blocks  were  laid  touching  without  any  wedges,  and  tar  was  spread  over 
the  top,  and  sand  over  the  tar.  This  last  pavement  has  given  endless  trouble  by 
swotting  and  buckling,  and  kicking  out  the  sidewalk  curbs  after  every  rain,  especially 
when  the  rain  followed  a  dry  spelL  I  reUid  a  couple  of  blocks,  about  3500  sq  yd, 
with  wedges  and  tar  and  gravel  with  some  of  the  displaced  blocks  about  a  year  ago, 
but  it  is  beginning  to  show  distress.  We  have  some  cypress  blocks,  laid  with  wedges 
some  10  or  15  years  ago,  that  did  good  service  for  8  or  10  years,  but  they  are  now  rotten 
and  in  a  very  unsanitary  condition.  If  enough  oil  is  put  in  pine  blocks  to  prevent 
swelling,  I  am  satisfied  that  they  would  make  excellent  paving  material.  They  have 
a  wonderful  ability  to  resist  abrasion.0 

Preservative  Treatment.  Experience  demonstrated  plainly  that  if  wood 
was  to  be  used  as  a  paving  material  in  the  United  States,  it  would  require 
chemical  treatment.  Indianapolis,  Ind.,  was  the  first  city  in  the  country 
to  lay  pavements  in  this  manner.  The  first  wood  pavements  laid  there, 
however,  were  of  red  cedar  rectangular  blocks  from  the  State  of  Washington, 
without  any  treatment.  The  blocks  were  laid  with  close  joints,  on  a  con- 
crete base,  with  a  1-in  sand  cushion,  but  they  soon  showed  wear  and  in  a 
short  time  began  to  decay.  In  1896  four  streets  were  paved  with  the  some 
material,  except  that  the  blocks  were  creosoted.  The  blocks  were  4  in 
wide  and  5  in  deep,  laid  at  an  angle  of  45°  with  the  curb.  The  joints  wore 
laid  close,  and  no  provision  was  made  for  expansion  at  the  curb.  Some 
trouble  was  experienced  on  account  of  the  blocks  bulging,  mainly  with 
the  untreated  blocks,  but  some  with  the  creosoted  blocks,  so  that  the  Board 
of  Public  Works  adopted  long-leaf  yellow  pine  for  the  material  and  treated 
the  blocks  with  creosote  oil.  The  blocks  were  laid  as  before  described, 
except  that  a  space  1  to  2  in  wide  was  left  along  the  curb  for  expansion; 
this  space  was  filled  with  sand  and  covered  with  paving  pitch.  The  inter- 
stices between  the  blocks  were  partially  filled  with  fine,  dry  sand,  when 
the  entire  surface  was  rolled  smooth,  and  then  covered  with  hot  paving 
pitch  and  fine  gravel  screenings.  These  pavements  cost  from  $2.10  to 
$2.50  per  Bq  yd.  But  little  was  known  at  that  time  of  the  treatment  of 
blocks  or  of  the  character  of  the  oil. 

The  specifications  in  Indianapolis  In  that  respect  read  as  follows:  "After  the  blocks 
have  been  inspected  and  found  satisfactory,  they  shall  be  placed  in  an  air-tight  chamber, 
where,  by  means  of  superheated  steam  and  the  use  of  a  vacuum  pump,  all  sap  in  the 
blocks  shall  be  vaporised  and  then  removed.  When  the  blocks  are  thoroly  dry,  and 
while  the  cylinder  is  under  a  vacuum  of  15  or  20  in,  heavy  creosote  oil,  weighing  8.8 
lb  per  gal,  shall  be  admitted  into  the  cylinder  and  pressure  added  until  the  pressure 
in  the  cylinder  shall  be  at  least  50  lb  per  sq  in.  The  blocks  shall  remain  in  the  cylinder 
until  they  have  absorbed  10  lb  of  oil  per  cu  ft  of  timber  and  until  the  creosote  has 
'mpregnated  the  timber  uniformly   thru  the  entire  thickness  of  the  blocks.'*    The 
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dots  were  filled  with  paving  cement  composed  of  10%  of  refined  Trinidad  asphalt 
daced  with  90%  of  coal  tar  paving  cement  distilled  at  a  temperature  of  not  less  than 
15°  C  (600°  F).  The  surface  of  the  pavement  when  completed  was  covered  with 
i  in  top  dressing  of  clean,  coarse  sand  or  granite  screenings. 

Cbbobote  Oil.  and  Rosin.  The  success  of  these  Indianapolis  pavements 
as  such  that  promoters  were  desirous  of  extending  them  to  the  East, 
ad  a  method  of  treatment  was  originated  which  provided  that  the  blocks 
lould  be  treated  with  a  preservative  composed  of  50%  of  creosote  oil 
ad  50%  of  rosin.  The  idea  of  the  rosin  was  that,  as  creosote  is  a  very 
olatile  substance,  it  was  necessary  to  provide  some  means  of  keeping  it 
i  the  blocks,  and  it  was  thought  that  by  mixing  it  with  the  rosin  that 
suit  would  be  brought  about,  and  experience  seemed  to  demonstrate 
lat  such  was  the  case. 

In  1900  the  first  pavement  of  this  character  was  laid  on  Tremont  St., 
i  Boston,  in  front  of  the  Common.  The  blocks  were  4  in  deep  and  4  in 
ide,  laid  on  a  concrete  base.  When  these  blocks  had  been  in  use  14 
jars  the  pavement  was  in  good  condition  and  showed  very  little  wear, 
id  it  had  cost  a  very  small  amount  for  repairs. 

In  1902,  Brooklyn,  N.  Y.,  laid  a  pavement  of  this  type  as  an  experiment. 
.  was  so  pleasing,  however,  and  bid  fair  to  be  so  satisfactory,  that  the 
Uowing  year  specifications  were  drawn  up  and  a  considerable  amount 
'  wood  pavement  laid.  In  order  to  obtain  competition,  the  specifications 
•ovided  that  the  wood  should  be  treated  with  a  preservative  composed 
1 50%  of  creosote  oil  and  50%  of  rosin  or  some  other  suitable  waterproofing 
aterial.     It  was  also  specified  that  the  blocks  when  treated  should  sink 

water,  and  when  dried  for  a  period  of  24  hr  at  a  temperature  of  38°  C 
00°  F)  they  should  not  absorb  more  than  3%  of  water  upon  being  im- 
ersed  for  24  hr. 
Coax-Gas  Tar  Oil  and  Water-Gas  Tar  Oil.    On  account  of  the  increase 

the  cost  of  rosin,  in  the  Borough  of  Manhattan,  New  York  City,  the 
lecifications  were  changed  to  permit  the  preservative  to  be  composed  of 
>%  of  creosote  oil  and  25%  of  rosin;  and  in  1909  a  committee  was  ap- 
>inted  by  the  Board  of  Estimate  and  Apportionment  of  the  City  of 
ew  York,  composed  of  the  Chief  Engineer  of  the  Board,  the  Chief  En- 
aeer  of  the  Department  of  Finance,  and  the  Chief  Engineers  of  the 
ireaus  of  Highways  of  the  different  boroughs  to  draw  up  specifications 
r  wood  blocks.  After  many  hearings,  at  which  were  present  many  manu- 
cturers  of  blocks,  the  following  specification  was  adopted  and  sent  to 
e  Board  of  Estimate  and  Apportionment,  which  approved  it. 

"The  ofl  with  which  the  blocks  are  to  be  treated  shall  be  a  stable,  antiseptic  and 
iterproofing  oil  from  which  the  water  has  been  removed  by  distillation,  and  which 
iD  have  a  specific  gravity  of  not  less  than  1.12  at  38°  C  (100°  F).  When  distilled  in 
j  manner  hereinafter  described,  the  oil  shall  lose  not  more  than  36%  up  to  a  tem- 
rature  of  316°  C  (600°  F).  The  distillate  between  255°  and  316°  C  (491°  and  600°  F) 
ill  have  a  specific  gravity  not  less  than  1.02,  the  said  specific  gravity  being  taken 
a  temperature  of  15.5°  C  (60°  F)."  It  will  be  noticed  that  the  requirement  is  made 
it  the  distillate  between  255°  and  915°  C  (491°  and  600°  F)  shall  have  a  specific 
ivity  of  at  least  1.02.  The  reason  for  this  was  because  certain  manufacturers 
imed  that  water-gas  tar  oil  should  be  allowed  as  well  as  coal-gas  tar  oil.  The  com- 
ttee  was  hardly  willing  to  accept  this,  as  it  deemed  that  there  had  not  been  ex- 
ience  enough  to  demonstrate  the  merits  of  the  water-gas  tar  oil,  but  felt  that  it 
dd  allow  a  mixture  of  the  two  if  the  amount  of  water-gas  tar  oil  did  not  exceed 
7o  of  the  mixture,  and  with  the  specific  gravity  requirement  of  1.02  for  the  distillate 
was  thought  that  an  excess  of  the  water-gas  tar  oil  would  be  avoided.  This  was 
ind  to  work  out  satisfactorily  in  practice. 
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Development  in  United   States.    Treated  wood  block  pavement  has 

rapidly  come  into  use,  so  that  on  Jan.  1,  1914,  there  were  9  670  000  aq  yd 
in  the  United  States.  Naturally  there  have  been  many  differences  of 
opinion  as  regards  the  specifications  under  which  it  should  be  laid,  not 
only  as  to  the  character  of  the  wood,  but  also  as  to  the  character  of  the 
preservative,  and  the  amount  to  be  used. 

2.    Characteristics 

The  3rd  Int.  Road  Congress  held  in  London  in  1913  adopted  the  follow- 
ing conclusions  relative  to  wood  block  pavement: 

"1.  Where  gradients  permit,  wood  block  pavement  is  very  suitable  for 
streets  where  traffic  is  great,  but  is  not  of  the  exceptionally  heavy  char- 
acter usually  existing  on  streets  near  docks  or  similar  centers  of  industrial 
traffic.  It  should  be  used  where  a  noiseless  pavement  is  desirable.  It 
is  of  great  importance  that  a  concrete  foundation  should  be  laid  of  sufficient 
strength  to  carry  the  traffic  passing  over  the  pavement. 

"  2.  Great  care  is  necessary  in  the  selection  of  the  proper  timber  for  the 
purpose,  and  all  soft  wood  blocks  should  be  thoroly  impregnated  with  a 
well-proved  preservative  before  being  laid. 

"3.  In  view  of  the  varying  results  given  by  wood  pavements,  accord- 
ing to  local  circumstances,  it  is  desirable  that  further  investigations  and 
laboratory  experiments  should  be  carried  out  in  connection  with  the  selec- 
tion of  the  timber  and  of  the  impregnating  preservative. 

"  4.  Every  precaution  should  be  taken  in  laying  the  blocks  to  prevent, 
so  far  as  possible,  the  entry  of  water  thru  the  joints.  Hard  woods  give 
varying  results  according  to  local  circumstances,  and  it  does  not  appear 
desirable  to  recommend  them  for  roads  with  intense  traffic  in  large  cities, 
unless  some  means  are  devised  to  effectively  prevent  the  rapid  destruction 
of  the  joints  and  the  resulting  destructive  effect  on  the  concrete  below. 
If  these  woods  are  employed  it  is  desirable  not  only  to  prevent  the  percola- 
tion of  water  thru  the  joints  to  the  foundation,  but  also  to  consolidate  the 
blocks  as  far  as  possible  so  that  they  may  not  become  rounded  at  the  edges. 
Soft  woods  obtained  from  suitable  kinds  of  trees,  and  especially  from 
resinous  species,  are  equally  suitable  for  roads  with  a  comparatively  heavy 
and  intense  traffic  as  well  as  for  roads  with  a  light  and  infrequent  traffic 
In  the  latter,  however,  the  blocks  are  liable  to  rot  if  they  have  not  been 
suitably  pickled.  It  is  also  desirable  to  make  the  joints  as  small  and  water- 
tight as  possible.  On  the  other  hand,  their  comparatively  rapid  wear  on 
roads  with  great  traffic  should  encourage  one  to  make  exhaustive  investi- 
gations into  the  best  means  of  treating  them,  so  as  to  increase  their  strength 
without  prejudice  to  their  elasticity. 

"  5.  Subject  to  certain  precautions,  such  as  impregnating  of  the  wood, 
waterproofing  of  the  joints  and  surface,  frequent  cleaning  of  the  roadway, 
etc,  there  is  no  objection  to  wood  pavement  from  the  sanitary  point  of  view. 

"  6.  The  spreading  of  gritting  is  necessary  under  certain  conditions  and 
in  certain  weather,  especially  on  hard  wood  paving,  to  prevent  the  surface 
becoming  slippery,  but  the  gritting  should  be  done  with  suitable  small 
gravel,  chippings,  or  sharp  sand,  so  as  to  avoid,  as  far  as  possible,  any 
injury  to  rubber  tires." 

8.    Crowns 

A  general  discussion  of  the  crown  of  a  pavement  is  covered  in  Sect.  19. 
principles  elucidated  there  apply  to  wood  block  pavements  with  aa 
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nuch  force  as  to  stone;  in  fact,  even  to  a  greater  degree.  This  is  because, 
irith  wood  block,  being  more  slippery  than  stone,  it  is  important  to  have 
he  side  slope  as  slight  as  possible,  so  as  to  prevent  the  slipping  of  horses 
ridewise.  It  is  also  important  because,  however  well  blocks  are  treated, 
here  must  be  a  certain  amount  of  swelling,  and  therefore  compression, 
n  the  individual  blocks.  The  pressure  thus  exerted  has  a  tendency  to 
ift  the  blocks  from  the  concrete,  and  the  greater  the  crown  of  the  street 
he  greater  will  be  the  tendency  of  the  pavement  to  rise  as  a  whole.  For 
his  reason,  therefore,  if  for  no  other,  it  is  desirable  to  have  the  crown  of 
i  wood  block  pavement  as  light  as  possible,  and  at  the  same  time  allow 
he  water  to  run  freely  to  the  gutters. 

MATERIALS 

4.    Physical  Properties  of  Wood  Blocks 

The  Essential  Qualities  of  wood  for  a  good  "paving  block  are  somewhat 
imilar  to  those  required  for  stone,  that  is,  the  blocks  should  be  hard  and 
lurable,  and  should  not  wear  unevenly  or  be  slippery  under  traffic.  If  the 
docks  are  too  soft,  the  wood  is  liable  to  wear  rapidly,  or  the  fibers  crush, 
o  that  it  becomes  rough  and  uneven;  if  the  blocks  are  too  hard,  the  surface 
9  slippery,  and  that  is  one  of  the  main  objections  to  wood  pavement. 

The  Selection  of  the  Kind  of  Wood  to  be  used  is  especially  important, 
tot  only  because  wood  as  a  whole  is  becoming  more  expensive  year  by 
'ear,  but  if  a  wood  can  be  found  that  is  suitable  and  one  that  is  generally 
cattered  over  the  country,  it  will  materially  reduce  the  cost  of  the  pave- 
nent  by  lessening  the  cost  of  transportation.  Then,  too,  more  competition 
an  be  had  if  a  large  variety  of  material  can  be  used. 

Long-Leaf  Yellow  Pine.  It  has  generally  been  considered  that  long- 
saf  yellow  pine,  which  is  extensively  used,  makes  the  best  paving  blocks 
f  any  wood  that  has  been  used.  This  material  is  brought  to  the  North 
nly  at  considerable  expense.  It  is  a  wood  that  is  in  great  demand  for 
ther  purposes,  so  that  the  extra  call  upon  it  for  wood  pavements  tends 
o  increase  its  price.  It  is  extremely  hard,  and  stands  heavy  traffic  remark- 
bly  well,  the  greatest  objection  to  it  being  its  slipperiness  under  traffic 
nd  its  liability  to  split.  The  former  objection  can  be  overcome  by  sprinkling 
rith  sand  on  special  occasions,  and  the  latter  by  making  the  blocks  deeper; 
bis  of  course  adds  somewhat  to  the  expense.  The  structure  of  this 
rood  varies  greatly,  and  to  secure  a  fairly  uniform  quality  it  is  customary 
3  specify  the  number  of  rings  per  inch.  The  strength  of  wood  varies 
ccording  to  its  dry  weight:  the  heavier  the  wood,  the  stronger  it  is.  The 
reight  depends  on  the  thickness  and  number  of  wood  cells.  It  is  found 
bat  the  cells  in  the  summer  or  dark  rings  are  smaller  and  have  heavier 
rails  than  the  spring  wood.  A  rule  for  quickly  determining  the  quality  of 
mg-leaf  pine  has  recently  been  published  by  the  U.  S.  Forest  Products 
laboratory.  It  states  that  pine  in  which  the  cross-section  of  the  summer 
ings)  shows  an  area  of  33%  or  over  of  the  total  corresponding  annual  ring 
i  stronger  than  pine  where  the  percentage  of  summer  wood  is  less.  This 
lie  automatically  rules  out  wide  grained  material  that  is  undesirable  and 
ermits  such  wide  grained  lumber  as  should  be  used. 

Tamarack  is  a  wood  that  has  been  very  successful  wherever  used.  It 
;  found  in  limited  areas  and  in  limited  amounts,  so  that  it  cannot  be  con- 
dered  as  available  for  many  localities. 

Black  Gum  has  been  used,  but  not  as  successfully  as  pine.    It  requires 
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a  greater  amount  of  treatment,  but,  as  it  is  softer  than  the  pine,  it  is  nod 
quite  as  slippery.  In  1907  and  1908  it  was  used  to  a  certain  extent,  as  al 
that  time  yellow  pine  was  extremely  expensive,  but  in  reoent  years  it  hai 
generally  been  discontinued  as  a  paving  material. 

European  Hard  and  Soft  Woods.  In  Europe  the  wood  used  as  a  whole 
is  divided  into  two  classes,  namely,  hard  woods  and  soft  woods,  the  soft 
woods  being  generally  pine  or  some  kind  of  fir,  and  the  hard  woods  Australian 
Jarrah  or  Karri.  The  Australian  woods  are  as  a  rule  untreated.  They 
are  extremely  hard  and  wear  well,  except  that  they  break  at  the  edges, 
becoming  rough  under  heavy  traffic.  They  are  so  dense  that  they  do 
not  take  treatment  well,  and  so  decay  irregularly,  and  become  rough  fof 
that  reason  also.  A  pavement  of  this  Australian  wood  was  laid  in  New 
York  City  in  1895;  it  was  expensive  and  gave  no  better  satisfaction  than 
American  woods. 

Tests  for  Wood  Blocks.  Wood  has  never  received  in  this  country  any 
special  tests  for  the  determination  of  its  characteristics  for  paving  purposes, 
but  in  Paris  it  is  tested  in  the  laboratory  for  imbibition,  thrust,  resistance 
to  compression,  wear  by  attrition,  and  resistance  to  blows.  The  blocks  an 
also  tested  in  a  rot  pit,  so  called,  to  determine  the  efficiency  of  the  various 
methods  of  preserving  the  wood.  The  rot  pit  consists  of  a  pit  filled  with 
manure  into  which  the  blocks,  both  treated  and  untreated,  are  buried 
from  18  months  to  2  years,  when  they  are  taken  out  and  examined.  No 
other  place  is  known  where  such  tests  are  made. 

Service  Test  Pavements.  In  1906  an  experimental  pavement  made  up 
of  different  varieties  of  wood  was  laid  by  the  Forest  Service  of  the  U.  S. 
Dept.  of  Agr.  in  Minneapolis,  Minn.  For  a  complete  description  of  the 
pavements  and  the[results  after  6  years'  service,  see  the  report  by  the  Forest 
Service  (44). 

Description.  The  woods  used  in  the  improvement  were  long-leaf  nine,  Norway 
pine,  tamarack,  Douglas  fir,  western  larch,  white  birch  and  hemlock.  The  long-leaf 
pine  was  included  so  as  to  provide  a  standard  for  comparison  with  the  other  varieties. 
The  blocks  were  treated  with  16  lb  per  cu  f t  of  coal  tar  oil  having  a  specific  gravity  of 
1.09  at  20°  C  (68°  F),  except  that  the  oil  used  in  the  white  birch  and  western  larch 
blocks  had  a  lower  specific  gravity,  so  that  20  lb  per  cu  ft  was  used  in  the  case  of  these 
species  to  compensate  as  nearly  as  possible  for  the  discrepancy  in  the  specific  gravity 
between  the  oil  used  and  that  specified. 

1012  Report  The  conclusion  reached  upon  an  examination  of  the  pavements  by 
the  government  authorities,  6  years  after  it  had  been  laid,  was  that:  "The  species 
will  be  tentatively  grouped  in  accordance  with  the  results  of  this  inspection  in  the  order 
of  their  value  for  creosote  oil  paving  material  as  follows:  (1)  Long-leaf  pine;  (2)  Nor- 
way pine,  white  birch,  tamarack,  eastern  hemlock;  (3)  western  larch;  (4)  Douglas  fir.** 

In  the  1914  Report,  covering  the  result  of  the  fourth  inspection,  the  order  of  effi- 
ciency of  service  according  to  species  was  practically  the  same  as  given  above.  The 
report  goes  on  to  say,  however:  "The  most  noteworthy  result  shown  by  this  com- 
parison is  the  sudden  increase  in  the  areas  of  local  depressions  below  the  general  level 
of  the  sections,  noted  at  the  1918  inspection,  in  all  but  the  long-leaf  pine  and  white 
birch  sections.  This  was  especially  prominent  in  both  larch  sections,  as  noted  first 
in  the  1913  inspection.  These  two  sections  are  rapidly  becoming  unserviceable.  la 
1910  depressions  lA  in  or  more  in  depth  were  reported  only  in  the  Douglas  fir  section* 
which  were  replaced  in  1911.  In  1912  these  depressions  had  appeared  to  a  greater  or 
less  extent  in  all  but  the  long-leaf  pine,  while  by  1918  all  sections  showed  considerable 
areas  of  deep  depressions.  The  sections  of  white  birch  and  long-leaf  pine  were  aQ 
in  about  the  same  condition  and  were  in  much  better  shape  than  any  of  the  other  species. 
Eastern  hemlock  and  tamarack  had  about  the  same  percentage  area  of  depressions] 
■M  average  wear  and  were  in  considerably  better  condition  that  Norway  pine.  Both 
-  western  larch  sections  were  in  unsatisfactory  condition,  26%  and  36%  of  the 
respectively,  being  below  the  general  level  of  the  pavement*    These  depressions 
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very  numerous  and  rendered  the  pavement  rather  rough.  The  deterioration  of 
the  larch  blocks  from  now  on  will  unquestionably  be  very  rapid  on  account  of  these 
depressions.  Blocks  removed  during  the  inspections  were  badky  broomed  and 
shattered." 

Francis  Wood's  Specifications  (9).  "The  timber  from  which  the  blocks  are  to 
be  cut  shall  be  carefully  selected  fourth  Swedish,  close  grained,  yellow  deals,  bearing 
the  shipper's  mark,  and  which  must  be  described  in  the  current  Timber  Trades  Journal 
List.  The  annular  ringB  shall  not  be  less  than  10  to  the  in,  not  more  than  2  in  of  sap- 
wood  shall  appear  in  any  block,  and  the  percentage  of  such  in  bulk  shall  not  exceed 
15.  They  shall  also  be  free  from  large,  loose  or  dead  knots,  shakes,  or  other  defects, 
and  shall  not  contain  more  than  5%  of  waney  edges.  Timber  that  has  not  been 
properly  stored  and  become  dry  will  not  be  accepted." 

London  Specifications:  "It  must  be  of  s  heavy  resinous  nature.  Blocks  showing 
blue  sap  or  discolored  wood  will  not  be  accepted.  The  blocks  must  be  cut  perfectly 
true  in  shape  and  size  of  the  full  specified  depth  after  sawing,  and  free  from  large, 
loose  or  dead  knots,  waney  edges,  warps,  shakes  and  other  defects.  One  surface  of 
every  block  must  be  free  from  knots." 

Chicago  Specifications:  "All  blocks  shall  be  made  of  sound  timber  and  shall  be 
free  from  any  defects  which  will  be  detrimental  to  the  life  of  the  block  or  interfere 
with  the  proper  laying  of  the  same.  Each  block  shall  have  at  least  66%  of  heart 
wood.  The  blocks  shall  be  carefully  protected  from  the  effect  of  the  sun  and  weather 
before  and  after  treatment  and  until  laid.  The  timber  shall  be  that  known  to  the 
trade  as  prime  timber  and  of  a  texture  permitting  satisfactory  treatment  as  hereinafter 
specified,  and  shall  be  subject  to  inspection  at  the  works  in  the  stick  or  at  any  time 
during  the  process  of  preparation  or  thereafter.  The  timber  shall  be  sound,  square- 
edged,  free  from  bark,  shakes,  large  or  loose  or  rotten  knots,  red  heart,  worm  or  knot 
holes,  or  any  other  defects  which  will  be  detrimental  to  its  strength  or  durability.  No 
second  growth  timber  or  loblolly  pine  will  be  accepted.  With  southern  yellow  pine 
timber,  the  annual  ringB  in  the  3  in  measured  radially  from  the  center  of  the  heart 
shall  average  not  less  than  8  to  the  inch.' 


»» 


5.    Size  of  Blocks 

The  principles  governing  the  size  of  blocks  are  somewhat  the  same  with 
wood  as  with  stone,  but  they  vary  somewhat  as  regards  the  depth  and 
the  width.  As  timber  is  gotten  out  in  exact  sizes,  it  is  a  simple  matter 
to  specify  the  width  of  the  blocks,  they  being  cut  from  stock  sizes  of  plank, 
and  the  same  is  true  to  a  certain  extent  of  the  length  of  the  blocks,  as  that 
corresponds  to  the  width  of  the  planks. 

Width  and  Depth.  The  widths  used  in  the  United  States  are  3  in  and  4 
in,  planks  of  this  thickness  being  common  for  sale.  Just  which  is  the  better 
width  in  a  pavement  is  somewhat  uncertain,  altho  it  is  believed  that  there 
is  no  very  material  difference.  Three-inch  blocks  give  more  joints  in  the 
pavement,  and  for  that  reason  afford  a  better  foothold  for  horses;  at  the 
same  time  the  greater  number  of  joints  gives  more  opportunity  for  wear, 
and  on  that  account  the  narrow  width  is  objectionable.  The  ordinary  depth 
of  blocks,  too,  is  4  in,  and  as,  if  the  blocks  are  of  the  same  width  and  depth 
pavers  will  invariably  lay  a  few  of  them  on  the  side,  it  is  not  advisable 
to  have  the  width  and  the  depth  the  same;  so  that,  if  a  block  with  a  width 
of  4  in  is  used,  it  is  better  to  have  the  depth  of  the  block  4H  hi  in  order 
to  avoid  mistakes.  It  is  remarkable  how  quickly  a  block  laid  flat  can 
be  picked  out  from  the  pavement  at  a  glance,  on  account  of  the  extra  wear 
caused  by  the  traffic  coming  upon  the  side  of  the  fiber  instead  of  upon  the 
end.  So  far  as  actual  wear  is  concerned,  a  block  3  in  deep  would  un- 
doubtedly last  for  20  or  25  years  on  a  residential  street,  but  it  is  necessary 
that  the  pavement  have  a  certain  stability,  which  it  cannot  obtain  with 
a  shallow  block,  and  a  certain  strength  in  the  block  itself,  not  only  to  sustain 
'the  weight  of  a  load,  but  also  to  prevent  its  moving  laterally,  as  it  is  un- 
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doubtedly  a  fact  that  a  shallow  block  will  expand  much  more  easily  than 
a  deep  one.  In  the  United  States,  for  ordinary  streets,  the  depth  is 
generally  made  4  in,  but  sometimes  on  light  traffic  streets  3}£  in. 

In  London  the  practice  is  to  lay  blocks  4  or  5  in  in  depth,  but  it  must  be  remembered 
that  the  blocks  used  there  are  of  softer  material  than  American  pine,  and  also  that  the 
traffic  is  much  more  severe.  Four-inch  blocks  were  being  used  in  London  in  1913,  and 
the  blocks  previously  referred  to  as  seen  on  the  Waterloo  Boulevard,  in  Brussels,  were 
only  3  in  deep.  Both  the  Paris  and  the  London  blocks  wear  down  very  appreciably 
before  being  replaced. 

English  Practice.  Wood  (9)  states  that  the  wear  of  best  Swedish  soft  wood 
pavement  in  England  is  0.061  in  per  annum  per  100  tons  per  ft  of  effective  width  of 
roadway  per  day;  and  allowing  a  permissible  total  wear  of  2.2  in,  by  figuring  back- 
wards he  obtains  the  life  of  the  pavement.  So  that  he  deduces  that,  when  the  traffic 
is  equal  to  3  000  000  tons  per  annum  over  an  effective  width  of  roadway,  the  life  of 
the  pavement  will  be  10.8  yean.  In  speaking  of  the  depth  of  the  blocks  he  says: 
"The  depth  of  the  blocks  is  usually  6  in,  but  there  is  no  reason  why  4-in  blocks  should 
not  be  used  in  lighter  trafficked  roads.  The  method  of  selecting  the  depth  of  the 
block  may  be  obtained  by  limiting  the  life  of  the  proposed  pavement  to  12  years  in 
the  case  of  heavy  traffic  over  800  tons  per  ft  width,  15  years  over  100  tons  per  ft  width, 
and  20  years  under  100  tons  per  ft  width.  For  example:  Suppose  the  traffic  was 
found  to  be  100  tons  per  ft  width  per  day;  the  rate  of  wear  would  be  0.0615  In  per 
annum;  this  multiplied  by  20  equals  1.23  in,  which  added  to  2.75  in  equals  3.98  in. 
In  this  case  a  4-in  block  would  be  sufficient.  Any  less  depth  than  8}£  in  off  the  saw 
would  not  be  economical,  and  similarly,  as  may  be  gathered,  any  greater  depth  than 
5  in  would  not  give  any  greater  satisfaction  than  a  5-in  block."  The  above  con- 
clusion is  evidently  based  upon  2.75  in  as  the  minimum  depth  to  be  allowed  a  block 
under  wear. 

6.    Preservatives 

It  is  generally  admitted  that  wood  must  have  some  chemical  treatment 
if  it  is  to  be  successfully  used  as  a  paving  material.  Wood  has  been  treated 
chemically,  in  order  to  preserve  its  life  in  different  structures,  for  many 
years.  Many  different  kinds  of  treatment  have  been  used  and  different 
chemicals  employed,  but  the  results  have  been  such  that  it  is  generally 
considered  by  engineers  at  the  present  time  that  creosote  oil  manufactured 
from  coal  tar,  all  things  considered,  is  the  best.  The  object  of  the  treat- 
ment is  not  only  to  prevent  decay  but  also  to  keep  the  block  stable,  so 
that  it  will  not  expand  too  much  in  wet  weather,  or  shrink  and  become 
loose  in  dry  weather.  For  this  reason  the  same  principles  will  not  prevail 
as  if  the  material  was  to  be  used  where  preservation  of  the  timber  only 
was  to  be  considered,  as  in  piles,  railroad  ties,  etc. 

Required  Life  of  Creosoted  Wood  Blocks.  In  most  American  cities  the 
traffic  on  streets  where  wood  would  naturally  be  used  is  such  that  the 
blocks  will  wear  out  only  after  many  years  of  use,  so  that  a  preservative 
is  required  that  will  not  only  preserve  the  wood  for  5  to  25  years,  but  for 
even  40  years.  If  a  block  can  be  treated  so  that  decay  will  be  prevented 
for  that  length  of  time,  there  is  no  doubt  that  on  the  ordinary  residential 
street  in  the  ordinary  city  a  wood  pavement,  properly  laid,  will  last  40 
years.  A  portion  of  Clinton  Ave.,  Brooklyn,  N.  Y.,  was  paved  in  1903 
with  wood  blocks;  in  the  winter  of  1913-1914  a  portion  of  this  pavement 
was  taken  up  and  exhibited  at  the  Forest  Products  Exposition  in  New  York. 
The  blocks  were  found  to  have  sustained  a  wear  of  only  }4  in.  The  traffic 
on  the  street  was  much  more  than  that  which  would  be  had  on  the  ordinary 
residential  street,  fully  equal  to  the  traffic  on  a  good  retail  business  street. 

The  Advantages  of  Creosoting  (13)  are  as  follows: 

A  physical  action :    By  the  treatment  a  very  greatly  increased  solidity 
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is  effected  by  choking  the  pores  of  the  wood,  making  it  more  solid,  so  that 
subsequent  absorption  of  moisture  is  prevented  to  a  great  extent. 

"  2.  A  physiological  action:  The  creosote  imparted  to  the  wood  prevents 
germinal  life,  which  would  otherwise  destroy  the  timber,  as  it  developed 
within  it.  The  preservatives  used  are  chloride  of  zinc,  sulphate  of  copper, 
etc,  their  action  depending  principally  on  their  toxic  properties.  Creosote, 
however,  it  is  stated,  has  the  advantage  of  a  well-marked  smell  which  most 
of  the  lower  animals  dislike. 

"3.  A  chemical  action:  The  tar  acids  are  not  only  antiseptic,  but  they 
possess  the  power  of  coagulating  albumen.  This  latter  action  plays  a 
very  important  part  in  the  preservation  of  timber." 

Kind  of  Preservative.  Since  1910  there  has  been  a  great  deal  of  dis- 
cussion as  to  the  nature  of  the  creosote  oil  to  be  used,  especially  as  to  its 
specific  gravity,  some  people  claiming  that  an  oil  of  a  gravity  of  1.03  or 
1.05  should  be  used,  as  it  would  penetrate  the  blocks  much  more  easily 
than  the  heavier  oil,  and  that  it  is  easier  to  obtain;  others  claim  that  the 
heavier  oil  should  be  used,  as  it  is  possible  to  get  a  satisfactory  treatment 
with  this  oil  and  that  it  will  remain  in  the  blocks  much  longer  than  the 
lighter  oil.  This  is  a  theory  that  has  generally  been  accepted  by  engineers, 
as  is  shown  by  the  specifications  adopted. 

The  Function  of  the  Preservative  Treatment  for  wood  paving,  according  to  Hill  (26), 
is  to  accomplish  the  following  results:  (1)  Preservation  from  decay.  (2)  Mechanical 
filling  of  the  pores,  to  prevent  the  absorption  of  fluids,  which  further  accomplishes: 
(a)  Elimination  of  expansion;  (b)  increase  of  resistance  to  wear;  (c)  maintenance  of 
sanitary  value.  Creosote  oil  seems  to  meet  these  requirements  better  than  any  other 
preservative  commonly  used.  The  other  preservatives  are  mostly  water  solutions, 
which  are  easily  leached  out  of  the  wood,  and  thus  lose  their  preservative  effect 
Moreover,  being  themselves  largely  composed  of  water,  they  do  not  prevent  expansion 
in  the  blocks,  do  not  increase  their  resistance  to  wear,  and  do  not  maintain  them  in  a 
sanitary  condition.  The  same  requirements  which  have  caused  creosote  to  supersede 
other  preservatives  in  wood  paving  call  for  a  larger  proportion  of  high  distilling  con- 
stituents in  the  creosote  than  is  necessary  in  the  preservation  of  timber  for  many  other 
purposes." 

Essential  Qualities  of  Creosote  Oils,  as  stated  by  Church  (16b),  are  as  follows: 
"  It  must  be  reasonably  non-volatile  in  character,  so  as  not  to  be  rapidly  lost  by  evapora- 
tion. It  must  be  of  sufficiently  low  viscosity  at  the  temperature  of  impregnation  so 
that  the  wood  will  not  offer  undue  resistance  to  diffusion  and  penetration.  It  must 
be  homogeneous  in  character,  so  that  at  all  times  a  uniform  product  may  be  obtained. 
The  chemical  requirements  of  the  oil  should  be  as  follows:  It  must  be  entirely  in- 
soluble in  water,  so  that  it  will  not  be  washed  out  of  the  wood,  and  so  that  it  will  resist 
to  the  highest  possible  degree  the  entrance  of  moisture  into  the  treated  fiber.  It  must 
be  sufficiently  antiseptic  in  character  to  preserve  the  wood  against  decay  during  the 
period  of  the  mechanical  life  of  the  block." 

Water-Gas  Tar  Creosote,  according  to  Weiss  (7),  "may  be  produced  which,  on 
fractional  distillation,  will  display  a  great  similarity  to  coal  tar  creosote.  There  is  a 
difference,  however,  in  the  constituents  of  the  two  creosotes,  as  shown  by  the  difference 
in  certain  physical  properties  of  fractions  distilled  from  them  at  equal  temperatures. 
Furthermore,  water-gas  tar  creosote  is  distinctive  in  the  absence  of  phenols  and  cresols, 
and  usually  in  the  presence  of  hydrocarbons  of  the  paraffin  group;  it  is  not  so  antiseptic 
as  coal  tar  creosote.  Unfortunately,  quantities  of  this  oil  are  mixed  with  coal  tar 
creosote,  so  that  it  is  often  impossible  in  practice  to  detect  its  presence.  While  this 
oil  undoubtedly  has  considerable  merit  as  a  preservative  of  timber,  there  is  not  suffi- 
cient precise  data  available  to  warrant  giving  it  the  confidence  which  the  coal  tar 
product  now  enjoys." 

Coal  Tar  Creosote,  opinion  by  Weiss:  "Tests  made  at  the  U.  S.  Forest  Products 
Laboratory  show  the  toxic  limit  of  coal  tar  creosote  to  be  between  0.2  and  0.4%. 
Very  small  amounts  of  it  therefore  protect  wood  from  decay.  In  general,  the  lighter 
fractions  are  more  toxic  than  the  heavier  fractions.    They  are  also  far  more  volatile 
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and  when  injected  into  wood  by  themselves  evaporate  at  a  rapid  rate.  The  heavier 
constituents  of  coal  tar  creosote  are  therefore,  in  addition  to  being  slightly  toxic,  of 
direct  value  in  helping  to  retain  in  the  wood  these  lighter  oils." 

Von  Schrenk  (45d)  says:  "It  will  not  be  necessary  to  dwell  on  the  history  of 
the  use  of  coal  tar  creosote,  nor  to  present  proofs  as  to  its  value  as  a  wood  preservative. 
For  years  this  substance  has  generally  and  justly  been  regarded  as  the  best  wood 
preservative,  and  the  increasing  quantities  used  plainly  indicate  that  this  is  universally 
recognized/' 

Borough  of  Manhattan,  New  York  City,  Specifications:  It  has  generally 
been  accepted  that  the  heavy  oil  called  for  in  these  specifications  is  not  a 
direct  distillate,  but  is  formed  by  the  mixing  of  fluid  tar  with  the  creosote 
oil.     This,  however,  it  is  not  supposed,  will  detract  from  its  value. 

"The  oil  with  which  the  blocks  are  treated  shall  be  at  least  75%  straight  coal  tar 
product  and  shall  comply  with  the  following  requirements: 

1.  The  specific  gravity  shall  be  not  less  than  1.08  and  not  more  than  1.12  at  38°  C 
(100°  F). 

2.  It  shall  contain  not  more  than  8%  of  matter  insoluble  in  hot  benaol  and  chloroform. 
8.  When  subjected  to  distillation,  according  to  the  method  hereinafter  described, 

the  amount  of  distillate  based  on  water  free  oil  shall  be  as  follows:  Up  to  200°  C, 
not  more  than  1.5%;  up  to  235°  C,  not  more  than  20%;  up  to  315°  C,  not  less  thyn 
20  nor  more  than  50%.  The  fraction  distilling  between  285°  and  315°  C  shall  have 
a  gravity  of  not  less  than  1.08  at  38°  C  (100°  F)." 

Chicago  Specifications.  A  requirement,  however,  that  does  call  for  pure 
distillates  of  coal  tar  can  be  found  in  these  specifications  as  given  below. 
It  is  claimed  by  some  that,  while  this  may  be  a  good  oil,  it  is  expensive  and 
can  be  obtained  only  in  small  quantities.  It  seems,  however,  to  give 
good  satisfaction  in  the  work,  and  the  above,  if  valid,  seem  to  be  the  only 
objections  to  it. 

"It  is  required  by  this  specification  that  the  oil  used  shall  be  wholly  a  distillate 
oil  obtained  only  by  distillation  from  coal  tar.  No  other  material,  of  any  kind,  shall 
be  mixed  with  it. 

"The  oil  shall  contain  not  more  than  1%  of  matter  insoluble  in  hot  benzol  and 
chloroform.  Its  specific  gravity  at  25°  C  (77°  F)  shall  be  not  less  than  1.08  and  not 
more  than  1.12. 

"The  oil  shall  be  subjected  to  a  distilling  test  as  follows:  The  distillation  shall  be 
continuous  and  uniform,  the  heat  being  applied  gradually.  It  shall  be  at  a  rate  approach 
mating  1  drop  per  sec,  and  shall  take  from  30  to  40  min  after  the  first  drop  of  distillate 
passes  into  the  receiving  vessel.  The  distillates  shall  be  collected  in  weighed  bottles 
and  all  percentages  determined  by  weight  in  comparison  with  dry  oil.  When  100  g 
of  the  oil  are  placed  in  the  retort  and  subjected  to  the  above  test,  the  amount  of  distillate 
shall  not  exceed  the  following:  Up  to  150°  C,  2%;  up  to  210°  C,  10%;  up  to 
235°  C,  20%;  up  to  315°  C,  40%.  The  distillation  of  the  oil  shall  be  carried  to 
355°  C.  The  residue  thus  obtained  when  cooled  to  15.5°  C  (60°  F)  shall  not  be  brittle, 
but  shall  be  of  a  soft  waxylike  nature  so  that  it  can  be  readily  indented  with  the  finger. 
When  a  small  portion  of  this  residue  is  placed  on  white  filter  paper  and  warmed,  the  oil 
spot  produced,  when  viewed  by  transmitted  light,  shall  appear  of  an  amber  color. 
The  tar  acids  of  the  distillate  from  250°  to  315°  C  must  not  be  less  than  6%  of 
this  distillate.  The  amount  of  the  unsaponifiable  oil,  by  sulphuric  acid  and  caustic 
soda,  in  the  distillate  from  250°  to  315°  C  must  not  exceed  8.5%  of  this  distillate." 

Am.  Ry.  Eng.  Assn.  Specifications  for  Grade  1  Oil.  "The  oil  used  shall  be  the 
best  obtainable  grade  of  coal  tar  creosote;  that  is,  it  shall  be  a  pure  product  obtained 
from  coal-gas  tar  or  coke-oven  tar  and  shall  be  free  from  any  tar,  oil  or  residue  ob- 
tained from  petroleum  or  any  other  source,  including  coal-gas  tar  or  coke-oven  tar;  it 
shall  be  completely  liquid  at  38°  C  (100°  F)  and  shall  be  free  from  suspended  matter; 
the  specific  gravity  of  the  oil  at  88°  C  (100°  F)  shall  be  at  least  1.08  when  distilled  by 
the  common  method,  that  is,  using  an  8-os  retort,  asbestos  covered,  with  standard 
thermometer,  bulb  lA  in  above  the  surface  of  the  oil;  the  creosote,  calculated  on  the 
of  the  dry  oil,  shall  give  no  distillate  below  200°  C,  not  more  than  5%  below 
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t0°  C,  not  more  than  25%  below  285°  C  and  the  residue  above  865°  C,  if  it  exceeds  5% 
quantity,  shall  be  soft.    The  oil  shall  not  contain  more  than  8%  water." 

i  The  BngHah  Report  (13)  on  wood  block  pavements,  to  the  3rd  Inter- 
national Road  Congress,  stated  that  it  is  of  the  utmost  importance  that 
«U  resulting  from  the  distillation  of  coal  tar  shall  be  used,  the  oils  resulting 
from  the  making  of  certain  kinds  of  power  gas  being  absolutely  worthless 
lor  the  preservation  of  timber.  They  give  the  following  as  the  require- 
ments for  creosote  oil  suitable  for  treating  paving  blocks: 

"The  creosote  is  to  be  of  the  description  known  as  heavy  oil  of  tar,  obtained  solely 
by  the  distillation  of  coal  tar,  and  consists  of  that  portion  of  the  distillate  which  comes 
over  between  177°  and  404°  C  (350°  and  760°  F).  The  specific  gravity  shall  be  not 
leas  than  1.035  nor  more  than  1.065  at  15.5°  C  (60°  F),  and  as  nearly  as  possible  1.06. 
The  liquor  must  be  free  from  any  admixture  with  any  oil  or  other  substance  not  ob- 
tainable from  such  distillate.  It  shall  contain  not  less  than  20  nor  more  than  80% 
of  constituents  that  do  not  distill  over  at  315°  C  (600°  F).  It  must  yield  not  less  than 
8%  of  tar  adds.  The  creosoting  liquor  must  become  completely  fluid  when  raised  to 
a  temperature  of  38°  C  (100°  F)." 

London  Specifications:  "The  creosote  is  the  oil  of  tar  known  as  creosote  oil,  free 
from  all  adulteration  and  impurities,  generally  free  from  amxnoniacal  water  and  con- 
taining not  less  than  5%  of  crude  coal  tar  acids.  The  specific  gravity  is  to  range 
between  1.035  and  1.060  at  a  temperature  of  15.5°  C  (60°  F).  It  is  not  to  deposit 
anything  when  kept  at  a  temperature  of  10°  C  (50°  F)  for  8  hr." 

The  Quantity  of  the  Preservative  is  also  a  question  upon  which  there 
is  considerable  difference  of  opinion  and  difference  in  practice.  like  all 
other  engineering  questions,  what  is  desired  is  to  know  just  how  much  is 
required  so  that  extra  expense  will  not  be  incurred  by  asking  for  too  much. 
If  a  pavement  is  to  be  subjected  to  a  heavy  traffic,  where  the  blocks  are 
liable  to  wear  out  before  they  rot  out,  it  is  obvious  that  a  less  amount  of 
treatment  can  be  used  than  if  the  traffic  is  to  be  very  light.  The  early 
practice  was  to  require  a  treatment  of  20  lb  per  cu  ft;  this  means  a  cost  of 
from  50  to  60  cents  per  sq  yd,  so  that  if  this  amount  can  be  materially 
reduced  there  will  be  a  corresponding  reduction  in  the  cost  of  the  blocks. 
Experiments  have  been  made  as  to  the  amount  required,  but  it  must  be 
remembered  that  not  only  present  but  future  requirements  must  be  taken 
into  consideration.  Because  a  10-lb  treatment  is  satisfactory  today  it 
does  not  follow  that  it  will  be  in  10  years  or  longer,  but  a  treatment  must 
be  used  that  will  give  the  greatest  economic  life  to  the  blocks,  and  con- 
sequently to  the  pavement.  The  cost  of  laying  is  the  same,  and  if,  by  an 
additional  3  or  4  lb  of  preservative,  an  appreciable  length  of  life  can  be 
given  to  the  pavement,  it  will  often  prove  to  be  true  economy.  It  is  believed 
that,  as  a  general  proposition,  except  on  heavy  traffic  streets,  a  20-lb  treat- 
ment is  the  best.  The  Am.  Soc.  Mun.  Imp.  recommends  18  lb;  the  Assn. 
for  Standardizing  Paving  Specifications,  18  lb;  the  City  of  Chicago  requires 
about  16  lb  per  cu  ft;  the  Borough  of  Manhattan,  New  York  City,  18  lb 
per  cu  ft;  and  the  Borough  of  Brooklyn,  New  York  City,  20  lb  per  cu  ft. 
In  London  the  general  requirement  is  for  10  lb  per  cu  ft,  and  in  Paris  the 
old  practice  was  3  lb,  but  the  more  recent  10  lb  per  cu  ft. 

7.    Manufacture  of  Creosoted  Wood  Blocks 

The  planks,  if  rough,  are  run  thru  a  surfacer  to  get  uniform  thickness, 
and  then  sawn  into  blocks.     This  is  essential  in  order  to  get  straight  courses  < 
in  the  pavement.     The  blocks  are  loaded  into  narrow  gauge  cage  cars,  which 
are  charged  into  long  horizontal  cylinders  which  are  closed  tight.     While 
in  ttoe  cylinders  the  felocks  are  subjected  to  heat  and  vacuum  treatment, 
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after  which  they  are  completely  submerged  in  oil  and  subjected  to  suffi 
hydraulic  pressure  to  force  a  specific  amount  of  preservative  into  the 
of  the  wood.     The  oil  is  then  drained  from  the  cylinder,  which  is  open* 
and  the  cars  withdrawn,  when  the  blocks  are  ready  for  shipment. 

Pine  will  vary  in  weight  per  cubic  foot  from  40  lb  in  air-seasoned  stoc 
to  60  lb  in  green  lumber.  Forty-pound  pine  is  too  dry  to  make  a  satis- 
factory street  block  when  treated  with  oil,  whereas  50-lb  pine  has  altogether, 
too  much  water  in  it  to  secure  the  required  penetration.  It  is  therefore 
necessary  to  give  a  live  steam  treatment  to  both  the  light  weight  wood  and! 
the  heavy  wood  to  increase  the  water  content  of  the  former  and  to  decrease 
the  water  content  of  the  latter.  About  2  hr  treatment  with  steam  is 
sufficient  to  moisten  the  dry  wood,  after  which  a  vacuum  of  about  $£  hr 
should  be  applied  to  draw  out  as  much  air  as  possible  from  the  wood  cells, , 
Oil  should  be  run  into  the  cylinder  without  otherwise  breaking  the  vacuum  4 
so  that  when  pressure  is  applied  the  wood  cells  receive  oil  without  very  * 
much  air  in  same.  In  the  case  of  green  wood  the  steam  process  should 
be  longer  than  in  dry  wood,  the  object  being  to  heat  the  blocks  up  to  the 
boiling  point  of  water.  When  the  vacuum  is  applied  a  reasonable  per- 
centage of  the  hot  moisture  in  the  blocks  vaporizes  and  is  sent  out  of  the 
cylinder  along  with  whatever  air  escapes  from  the  wood  cells.  The  oil 
should  be  run  into  the  cylinder  as  above.  There  will  be  a  slight  difference 
between  the  operation  of  treatment  by  various  engineers,  but  it  is  usually 
found  necessary  to  apply  the  pressure  gradually  in  order  to  secure  complete 
penetration  and  thoro  diffusion.  If  the  preservative  used  has  an  excess 
of  free  carbon,  which  makes  a  messy  block,  a  subsequent  bath  of  live  steam 
while  in  the  cylinder  will  clean  the  blocks  off  very  nicely.  After  the  blocks 
are  treated  it  is  desirable  that  they  be  shipped  to  the  destination  and  laid 
as  quickly  as  possible.  Creosoting  wood  does  not  prevent  entirely  the 
absorption  of  moisture  or  the  retention  of  same.  It  is  therefore  desirable 
to  treat  the  blocks  with  a  sufficient  quantity  of  moisture  contained  in  the 
walls  of  the  cells  to  insure  that  the  blocks  do  not  shrink  and  to  get  them 
into  the  street  as  quickly  thereafter  as  possible,  so  that  they  are  laid  in  the 
pavement  before  they  begin  to  shrink. 

Treatment  in  a  Vertical  Tank  Plant  (20a).  "A  vertical  tank  plant  for  creosoting 
wood  paving  blocks  has  recently  been  installed  at  Terr©  Haute,  Ind.,  by  the  Chicago 
Creosoting  Co.  Them  vertical  retorts  or  tanks  allow  of  material  saving  in  the  handling 
of  material  and  present  other  advantages  worth  being  noted  by  those  interested  in 
wood  block  paving.  Briefly,  these  retorts  are  charged  by  disc  conveyors,  which  carry 
the  blocks  direct  from  the  block  saw  to  the  opened  inlet  head  at  the  top  of  the  retort 
being  filled.  One  retort  is  filled  while  the  other  is  engaged  in  impregnating  its  charge 
of  blocks.  When  the  blocks  are  to  be  taken  out  of  a  retort  the  outlet  head  is  opened 
and  the  blocks  flow  directly  into  the  cans  to  be  loaded.  The  saving  of  labor  and  time 
by  means  of  the  loading  and  unloading  equipment  used  for  these  retorts  is  the  principal 
advantage  gained  in  the  operation  of  the  new  plant.  A  notable  record  for  loading  a 
car  with  creosoted  blocks  was  recently  made  at  this  plant,  when  a  40-ft  gondola  railroad 
car  was  loaded  in  2  min  6  sec  with  sufficient  Sj^-ia  blocks  to  lay  370  aq  yd  of  pavement. 
This  is  at  the  rate  of  2  solid  cu  yd  of  blocks  per  min.  When  horizontal  retorta  are 
used  for  treating  paving  blocks,  the  blocks  are  loaded  into  narrow-gauge  tram  can  at 
the  saw.  These  cars  are  filled  one  at  a  time,  until  enough  cars  are  loaded  to  make 
the  desired  length  of  train  which  is  then  switched  into  one  of  the  horizontal  retorta. 
After  treatment  the  cars  must  be  switched  out  of  the  retort,  and  dumped  one  at  a 
time  by  a  locomotive  crane  or  other  device  into  railroad  cars.  The  vertical  retort 
system  eliminates  all  the  narrow-gauge  tracks  and  cars,  the  small  locomotive,  if  one  is 
*or  switching  the  cars,  the  locomotive  crane  or  other  dumping  device  and  all 
'  bor  necessary  for  paving  the  blocks  in  the  tram  cars  and  for  switching  and 
*hecars.    Another  important  advantage  obtained  with  the  use  of  the 
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retorts  is  that  such  a  retort  furnishes  a  method  of  determining  the  exact  volume  of 
blocks  being  treated  and  the  exact  amount  of  oil  absorbed  by  the  blocks  at  each 
application.  The  manner  in  which  these  amounts  are  determined  is  explained  in  con- 
nection with  a  description  of  the  creosoting  process  used  at  this  plant." 

Tae  Bethell  Method  of  Creosoting  Timber  is  described  by  Weiss  (7)  as  follows: 
"This  process  is  named  after  John  Bethell  who  took  out  patents  in  England  in  1888. 
It  is  commonly  referred  to  in  our  country  as  the  full-cell  process.  Either  green  or 
seasoned  timber  can  be  treated  by  this  process,  creosote  oil,  dead  oil  of  coal  tar,  being 
the  preservative  used.  The  timber  to  be  treated  is  loaded  upon  steel  cars  or  buggies, 
which  are  run  into  horizontal  steel  cylinders  usually  7  ft  in  diameter  by  182  ft  long. 
Their  length,  however,  varies  from  about  60  to  180  ft  and  diameter  from  6  to  9  ft.  If 
the  timber  is  green,  it  is  subjected  to  a  bath  of  live  steam  for  several  hours,  after  which 
a  vacuum  is  drawn  by  means  of  pumps.  This  also  is  held  for  one  or  more  hours  ac- 
cording to  the  judgment  of  the  operator.  If  the  timber  is  air  seasoned,  the  steam 
bath  is  generally  omitted.  Creosote  oil  is  then  run  or  pumped  into  the  cylinder  and 
a  pressure  of  100  to  180  lb  applied  until  the  gauges  show  the  desired  amount  of  oil  has 
been  forced  into  the  wood.  The  excess  oil  is  then  drained  from  the  treating  cylinder 
and  the  timber  is  allowed  to  drip  for  a  short  period,  after  which  the  process  is  ended 
and  the  charge  is  removed.  Many  treating  engineers  draw  a  vacuum  in  the  cylinder 
after  the  excess  oil  has  drained  from  it,  as  this  tends  to  hasten  the  drip  and  dry  the 
timber.  The  Bethell  or  full-cell  process  is  considered  the  standard  process  of  treating 
timber  with  creosote,  and  the  most  effective  results  in  prolonging  the  life  of  wood 
have  been  secured  by  it.  On  account  of  the  relatively  large  amount  of  oil  which  the 
ties  absorb,  the  process  is,  however,  the  most  expensive  and  for  this  reason  several 
modifications  have  been  made/' 

Treatments  with  Sulphate  of  Copper  and  Corrosive  Sublimate.  A  firm  in  Portland* 
Me.,  treats  blocks  with  this  latter  material.  This  consists  in  steeping  the  timber  in  a 
solution  of  bichloride  of  mercury  by  the  open  tank  cold  bath  method.  These  blocks 
are  used  to  quite  an  extent  on  bridges,  as  they  are  extremely  light,  the  treatment 
adding  very  little  to  the  weight  of  the  blocks.  In  Brussels  in  1918  blocks  were  treated 
with  sulphate  of  copper,  but  to  so  slight  an  extent  that  it  seemed  doubtful  if  the  treat- 
ment could  add  very  much  to  the  life  of  the  block. 

Municipal  Plant  at  Paris.    The  process  of  paving  with  wood  in  Paris  is  carried  on 
in  a  different  way  from  that  of  any  other  city  in  Europe,  as  the  blocks  are  manu- 
factured and  furnished  by  the  municipality  to  the  contractor.    The  city  has  a  very 
large  and  efficient  plant,  in  a  central  location.     The  timber  is  unloaded  from  the  cars 
directly  to  piles  by  means  of  an  electric  tiering  machine.    These  piles  are  approximately 
40  ft  high,  most  of  them  kept  under  glass  roofs.    The  blocks  are  sawed  by  an  electrically 
driven  machine,  which  cuts  16  blocks  at  once,  the  sticks  being  fed  automatically  to 
the  saws  and  the  blocks  automatically  discharged,  with  the  grain  up,  to  the  inspection 
table.     From  the  table,  previous  to  1913,  they  were  loaded  into  very  small  iron  treating 
can,  five  or  six  of  which  were  run  under  the  creosote  oil  tank,  where  each  car  was 
filled  by  gravity  with  an  oil  at  80°  C  (176°  F).    After  20  roin  the  oil  was  drawn  off 
from  the  bottom  of  the  cars  and  the  blocks  taken  to  the  storage  yard.    The  average 
absorption  was  8  lb  per  cu  ft,  and  naturally  the  penetration  was  very  Blight.    It  is 
not  surprising  that  the  blocks  decayed  before  wearing  out,  but  at  first  sight  it  is  very 
surprising  that  they  did  not  continually  buckle  and  bulge.    In  1913  a  plant  was  in- 
stalled in  Paris  which  would  treat  the  blocks  in  practically  the  same  way  as  are  those 
of  London,  the  idea  being  to  impregnate  the  blocks  with  10  lb  of  oil  per  cu  ft,  not  so 
much  to  increase  the  life  of  the  blocks  as  to  prevent  bulging.    The  oil  used  had  a 
specific  gravity  of  1.08.     One  of  the  engineers  in  Paris,  in  speaking  of  the  bulging  of 
wood  pavements,  said  it  was  bound  to  occur  and  that  the  only  thing  to  do  was  to  take 
the  pavement  up  and  relay  it.    If,  however,  a  more  thoro  treatment  is  given  to  the 
blocks,  as  would  be  the  case  if  the  plans  of  1913  were  carried  out,  the  bulging  would 
undoubtedly  be  materially  less.    The  material  of  "the  blocks  in  Paris  is  such  that,  as 
the  blocks  wear,  they  batter  down,  with  rough  edges,  so  that  when  they  are  taken 
up  from  the  heavy  traffic  streets  they  have  these  edges  trimmed  with  a  specially  designed 
machine,  after  which  the  blocks  are  relaid  on  lighter  traffic  streets.    Sometimes  the 
surface  of  the  block  is  so  rough  that  it  is  necessary  to  saw  off  the  entire  top.    This  is 
done  upon  the  street  if  the  blocks  are  to  be  immediately  used.     During  1911  over 
8  000  000  blocks  were  treated  in  this  way.    In  1911  the  municipal  plant  manufactured 
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20  878  000  blocks,  of  which  813  000  were  creosoted  under  pressure.    The  total  number  i 
of  blocks  made  would  lay  about  465  000  sq  yd  of  pavement.  i 

Chicago  Specifications:    "The  blocks  shall  be  placed  in  an  air-tight  cylinder  when, 
by  means  of  steam  and  the  vacuum  pump,  the  sap  in  the  blocks  will  be  vaporized    h 
and  the  moisture  in  them  removed.    During  the  process  of  steaming  a  vent  shall  be    i 
kept  open  in  the  cylinder  to  permit  the  escape  of  water,  air  and  condensed  steam  in    i 
the  cylinder.    After  the  heating  or  steaming  period,  the  drain  or  vent  in  the  bottom    . 
of  the  cylinder  shall  be  opened  and  all  moisture  removed  from  the  cylinder.     During 
the  vacuum  period  the  temperature  in  the  cylinder  must  be  above  the  boiling  point  of    j 
water  under  existing  vacuum.    When  the  cylinder  is  thoroly  drained,  a  vacuum  of 
nottyess  than  20  in  shall  be  maintained.    When  the  blocks  are  thoroly  dry  the  cylinder 
shall  be  filled  with  oil  destroying  a  vacuum  of  not  less  than  20  in  and  pressure  shall 
then  be  applied  and  increased  gradually  to  not  more  than  200  lb  per  sq  in  and  main- 
tained until  16  lb  of  oil  have  been  forced  into  and  retained  in  each  cubic  foot  of  timber 
and  until  the  oil  has  impregnated  the  blocks  to  the  satisfaction  of  the  Board  of  Local 
Improvements.    The  pressure  period  on  the  oil  shall  be  continuous  and  of  a  duration 
of  not  less  than  8  hr.    After  the  surrounding  oil  has  been  removed,  the  blocks  shall 
remain  in  the  closed  cylinder  for  a  period  of  30  min  to  allow  the  excess  oil  on  the  surface 
of  the  blocks  to  drain  off.    The  oil  thus  drained  off  shall  be  forced  back  into  the  treat- 
ing tank  in  order  to  determine  the  amount  of  impregnation.    In  the  process  of  treating 
the  blocks,  a  correction  must  be  made  for  any  water  contained  in  the  cylinder.     Com- 
pensation shall  also  be  made  for  leaks  and  other  wastes  of  oil  that  may  occur  during 
treatment.    If,  in  the  treatment  of  the  blocks,  more  oil  is  injected  per  cubic  foot  of 
timber  than  ia  called  for  in  the  specifications,  such  excess  oil  must  not  be  removed. 
The  temperature  of  the  oil  after  entering  the  cylinder  shall  be  not  lower  than  74°  C 
(166°  F).    The  cylinder  shall  be  provided  with  sufficient  steam    coils    to    fully 
maintain  this  temperature  thruout  injection.    The  oil  tanks  and  cylinder  in  which 
the  blocks  are  treated  shall  be  equipped  with  the  necessary  gauges,  thermometers 
and  draw-cocks  in  order  to  facilitate  a  thoro  inspection  of  the  materials  and  treat- 
ments.   The  cylinder  shall  be  equipped  with  the  proper  connections  and  apparatus 
for  artificially  seasoning  timber  before  the  impregnation  with  the  creosote  ofl.    The 
plant   shall    be    provided  with  proper  means  for  obtaining  the  absolute  measure- 
ment and  weight  of  all  oila  entering  the  cylinder  and  the  amount  of  oil  absorbed 
by  the  blocks." 

Kansas  City,  Kan.,  Specifications:  "The  method  of  treatment  must  be  thoro  and 
up-to-date,  containing  the  necessary  air-tight  cylinders,  steam  pipe,  boilers,  vacuum 
and  force  pumps,  tanks,  gauges,  etc,  and  shall  be  carried  on  in  accordance  with  the  beat 
modern  practice  under  the  joint  supervision  of  the  manager  of  the  plant  and  the  city 
engineer  or  his  representative.  During  the  process  of  treatment,  the  blocks  shall  be 
subjected  to  a  thoro  steaming  of  from  1  to  4  hr,  as  required  by  the  city  engineer,  and 
then  to  a  vacuum  of  from  22  to  26  in  of  mercury,  during  which  time  the  temperature 
in  the  cylinder  shall  be  at  all  times  above  the  boiling  point  of  water  under  the  ««<«th»g 
vacuum.  After  the  moisture  and  sap  extracted  by  the  steaming  and  vacuum  have 
been  drained  from  the  cylinder,  the  vacuum  shall  be  destroyed  by  the  admission  of 
the  creosote  oil  to  completely  fill  the  cylinder,  and  not  by  the  admission  of  sir.  Pres- 
sure of  from  100  to  200  lb  per  sq  in  shall  then  be  applied  and  maintained  until  16  lb 
for  traffic  streets  and  18  lb  for  residence  streets  of  the  creosote  oil  have  been  forced 
into  and  retained  in  each  cubic  foot  of  timber.  The  pressure  shall  be  gradually  applied* 
and  if  in  the  opinion  of  the  city  engineer  better  results  can  be  obtained,  the  ™«<m™ » 
allowable  pressure  may  be  fixed  at  any  point  less  than  200  but  more  than  100  lb  per 
sq  in,  and  maintained  at  that  figure  long  enough  for  the  wood  to  absorb  the  specified 
amount  of  oil.  The  temperature  of  the  oil  after  entering  the  cylinder  shall  at  no 
time  be  less  than  66°  C  (150°  F)  or  more  than  116°  C  (240°  F).  The  blocks,  after 
treatment,  shall  show  a  satisfactory  penetration  of  oil  thruout.  All  blocks  which  are 
in  any  way  defective  or  which  have  been  badly  warped  or  checked  in  the  process  of 
treatment  shall  be  rejected.  Before  removing  the  charge  from  the  cylinder,  the  blocks 
shall  be  given  a  steam  bath  lasting  at  least  H  hr  to  clean  off  all  the  surplus  oil.  The 
manufacturer  shall  furnish  all  appliances  necessary  for  tests  and  all  labor  which  may 
reasonably  be  required  in  removing  material  for  examination.  The  oil  tanks  and 
-  flinders  shall  be  provided  with  necessary  gauges,  thermometers,  draw-off  cocks, 
ling  adequate  means  for  fotennining  the  absolute  weight  of  oil  retained  in 
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blocks.    The  contractor  stall  famish  a  copy  of  the  plant  record  showing  a  complete 

ftattment  of  each  operation  in  the  creosotinf  process." 

j»  London  Specifications:    "The  blocks  are  to  be  creosoted,  the  temperature  of  the 

-Mi  being  not  less  than  66°  C  (150°  F),  the  creosote  to  be  forced  into  the  blocks  at  a 

of  not  less  than  80  lb  to  the  sq  in,  and  to  the  extent  of  10  lb  of  oil  to  the  cu 

of  timber.    Before  applying  the  pressure  the  cylinder  is  to  be  exhausted  to  a  vacuum 

valent  to  20  in  of  mercury." 
SngUsh  Practice.  The  report  (18)  to  the  3rd  International  Road  Congress  of 
engineers  states  that  the  best  known  process  for  creosotalng  timber  is  Boulton*b. 
it  is  claimed  that  wet  timber  can  be  successfully  creosoted  by  this-  process,  it 
preferred  that  the  timber  should  be  seasoned  in  the  blocks  for  at  least  6  months 
ore  being  cut  up  into  the  sizes  of  the  blocks  for  pavement.  The  treatment  is  de- 
ibed  as  follows:  "The  blocks  are  placed  in  dosed  iron  cylinders  to  which  a  steam 
is  fitted,  and  a  condenser  is  also  fitted  to  the  air  pump.  The  pump  is  started, 
id  a  vacuum  of  10  to  15  lb  per  sq  in  is  obtained,  and  oil  at  a  temperature  of  100°  C 
'1212°  F)  is  then  forced  into  the  cylinder  at  a  pressure  of  from  60  to  60  lb.  The  creosote 
<fl  at  this  temperature  forces  the  sir  and  moisture  out  of  the  timber  in  the  form  of 
^steam,  and  the  air  pump  withdraws  this  sir  and  steam  from  the  dome." 
..  The  following  requirement  for  treatment  is  given  by  Wood  (9):  "The  creosote 
rto  be  forced  under  pressure  into  the  blocks  until  they  have  absorbed  an  amount  of 
1 10  lb  to  each  cu  ft,  and  in  such  a  manner  that  any  block  split  open  will  show  the  creosote 
to  have  penetrated  right  thru.  The  creosote  is  to  be  a  liquid  heavy  oil  of  tar,  com- 
monly called  creosote,  and  is  to  contain  not  less  than  8%  of  tar  acid.  It  will  be  sub- 
jected to  analysis,  and  the  contractor  is  only  to  use  such  as  may  be  approved  by  the 
analyst." 

Treatment  in  Berlin.  The  wood  blocks  are  immersed  in  a  bath  of  carbolized  coal 
jtsr,  at  room  temperature,  and  allowed  to  remain  15  or  20  min.  This  process  is  said 
fto  give  good  satisfaction. 

!  Inspection  at  Plant.  Before  the  blocks  are  put  into  the  cylinder,  the  in- 
(spector  should  select  a  few  average  blocks  from  each  cage  and  measure  out 
from  the  same  exactly  1  cu  ft.  This  is  easily  done  by  laying  the  blocks 
in  a  single  row,  end  to  end,  until  the  requisite  length  is  covered,  the  last 
block  being  cut  to  exact  length  with  a  hatchet.  For  instance,  blocks  4  in 
deep  by  4  in  wide  will  take  9  in  in  length  for  1  cu  ft.  This  average  cubic  foot 
should  be  weighed,  placed  in  a  wire  basket,  and  subjected  to  the  same 
treatment  in  the  cylinder  as  the  rest  of  the  charge.  When  the  cylinder 
door  is  opened,  this  cubic  foot  should  be  taken  out  and  weighed  to  determine 
whether  the  charge  as  a  whole  has  received  the  requisite  amount  of  oil  per 
cubic  foot.  If  the  weight  is  all  right,  the  blocks  should  be  split  with  a 
■  cleaver  to  see  whether  the  penetration  and  the  diffusion  are  satisfactory. 
[It  is  possible  to  get  20  lb  of  oil  per  cu  ft  in  blocks  by  very  quick  treatment, 
where  the  penetration  and  the  diffusion  will  show  bad,  whereas  10  lb 
per  cu  ft  by  more  careful  impregnation  may  show  good  penetration  and 
diffusion.  The  results  obtained  by  the  cubic  foot  test  as  outlined  above 
should  always  be  taken  in  connection  with  the  total  quantity  of  oil  used, 
as  shown  by  the  tank  readings,  and  the  two  should  correspond  very  closely. 
Test  for  Water  and  Oil  Content.  Claims  are  sometimes  made  by  creosot- 
ing  companies  as  to  the  amount  of  moisture  removed  in  the  cylinder  by 
the  high  vacuum  treatment  and  allowances  asked  for,  which  may  or  may 
not  be  legitimate.  Ordinarily  the  inspector  can  determine  this  matter 
for  himself  and  prove  beyond  any  question  exactly  what  the  preliminary 
treatment  has  done.  This  method  is  little  known,  but  should  be  used 
from  time  to  time  as  a  check  on  the  operation.     The  test  is  made  as  follows: 

Two  cubic  feet  are  selected  from  the  untreated  blocks  as  an  average;  it  is  easy  to 
pick  out  samples  so  that  each  cubic  foot  is  made  up  of  sister  blocks.  Both  cubic  feet 
ire  weighed,  and  will  ordinarily  show  the  same  weight  per  cubic  foot.    One  cubic  foot 
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is  pat  into  the  cylinder  a*  outlined  above;  the  other  cable  foot  is  taken  to  a  wood 
drilling  machine  and  a  large  number  of  borings  made  quickly.  These  borings  are 
thoroly  mixed  and  100  g  of  the  borings  are  carefully  weighed  and  thrown  into  a  copper 
distilling  apparatus  with  a  sufficient  quantity  of  xylo  to  thoroly  submerge  same.  Ihb 
xylo  and  borings  are  then  boiled  in  the  apparatus,  and  all  the  water  in  the  wood  distiBB 
over  and  separates  at  the  bottom  of  the  receiving  test  tube,  which  should  be  graduated 
in  cubic  centimeters.  The  whole  test  may  be  made  in  20  min.  The  number  of  cable 
centimeters  of  water  then  in  the  test  tube  is  the  percentage  of  water  contained  in 
the  untreated  blocks.  From  this  the  dry  weight  per  cubic  foot  of  the  untreated  blocks 
is  determined'.  After  the  charge  is  treated,  the  treated  test  cubic  foot  is  bored  in 
the  same  manner  as  the  untreated  one,  and  the  percentage  of  water  in  the  treated 
blocks  determined  in  the  same  manner.  Thus  the  inspector  knows  the  weight  of  1  en 
ft  of  treated  block,  the  weight  of  the  dry  wood,  the  weight  of  the  water  in  the  blocks, 
and,  by  the  difference,  gets  the  exact  weight  of  the  oil  in  the  same. 

Defects  in  Wood.  Wood  block  plants  receive  lumber  in  the  shape  of 
planks.  These  planks  should  be  sorted  at  the  works;  first,  to  permit 
lumber  of  approximately  the  same  weight  per  cubic  foot  to  be  treated  by 
itself;  and,  secondly,  to  throw  out  culls  or  rejects.  The  usual  defects 
are:  poor  manufacture,  the  planks  being  too  thin  or  having  a  tapered 
surface;  split  planks,  wind  shakes,  loose  and  rotten  knots,  wane,  large 
worm  holes,  and  red  heart.  Red  heart  may  not  always  be  detected  in  the 
plank  before  it  is  sawn;  the  inspector,  therefore,  should  particularly  look 
over  the  cut  blocks,  as  red  heart  shows  very  plainly  in  first  cut  lumber. 
Red  heart  is  probably  the  most  important  defect  to  be  caught  by  the  in- 
spector at  the  works,  as  most  of  the  other  defects  can  be  discovered  before 
the  blocks  get  into  the  pavement. 

8.    Specifications  for  Wood  Blocks 

The  following  specifications  were  adopted  in  1916  by  the  Am.  Soc.  Mun. 
Imp.  For  sections  covering  the  construction  of  the  pavement,  see  Art. 
10.  Specifications  relative  to  the  practice  in  several  American  and  European 
cities  pertaining  to  physical  properties  of  wood  blocks  will  be  found  in 
Art.  4;  to  sise  of  blocks  in  Art.  5;  to  preservatives  in  Art.  6;  and  on  manu 
facture  of  wood  blocks  in  Art.  7. 

"Timber.  The  wood  from  which  the  blocks  are  to  be  manufactured  shall  be  southern 
yellow  pine,  Douglas  fir,  tamarack,  Norway  pine,  hemlock  or  black  gum.  Only  one 
kind  of  wood  shall  be  used  in  any  one  contract.  The  blocks  must  be  sound  and  must 
be  well  manufactured,  square  butted,  square  edged,  free  from  unsound,  loose,  or  hollow 
knots,  knot  holes  and  other  defects  such  as  shakes,  checks,  etc,  that  would  be  detri- 
mental to  the  blocks.  The  number  of  annual  rings  in  the  1  in  which  begins  2  in  from 
the  pith  of  the  block  shall  not  be  less  than  six,  measured  radially,  provided,  however, 
that  blocks  containing  between  five  and  six  rings  in  this  inch  shall  be  accepted  if  they 
contain  33.3%  or  more  summerwood.  In  case  the  block  does  not  contain  the  pith, 
the  1  in  to  be  used  shall  begin  1  in  away  from  the  ring  which  is  nearest  to  the  heart 
of  the  block.  The  blocks  in  each  charge  shall  contain  an  average  of  at  least  70% 
of  heartwood.  No  one  block  shall  be  accepted  that  contains  less  than  60%  of  Beart- 
wood. 

"Size  of  Blocks.  The  blocks  shall  be  from  5  to  10  in  long,  but  should  preferably 
average  two  times  the  depth;  they  shall  be  *  in  in  depth.  They  may  be  from  3  to  4 
in  in  width  but  in  any  one  city  block  all  of  them  shall  be  of  uniform  width.  A  variation 
of  Vie  in  shall  be  allowed  in  the  depth,  and  l/g  in  in  the  width  of  the  blocks  from  that 
specified.  In  all  cases  the  width  shall  be  greater  or  less  than  the  depth  by  at  least 
Viin. 

The  Committee  recommends  blocks  4  in  in  depth  for  very  heavy  traffic  streets; 
blocks  8H  hi  in  depth  for  moderate  traffic  streets.  For  light  traffic  streets  blocks 
8  in  in  depth  may  be  used,  but  where  3-in  blocks  are  used  no  block  shall  be  longer 
than  8  in. 
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TieccrvaUve.  The  preservative  to  be  used  may  be  either  a  coal  tar  paving  oO  or 
a  coal  tar  distillate  oil  as  herein  specified. 

"Coal  Tar  Paving  Oil.  The  oil  shall  be  a  coal  tar  product  of  which  at  least  66% 
shall  be  a  distillate  of  coal-gas  tar  or  coke-oven  tar,  and  the  remainder  shall  be  refined 
or  filtered  coal-gas  tar  or  coke-oven  tar.    It  shall  comply  with  the  following  require- 


L  It  shall  not  contain  more  than  8%  of  water. 
S.  It  shall  not  contain  more  than  8%  matter  insoluble  in  benzol. 
8.  The  specific  gravity  of  the  oil  at  88°  C  (100°  F)  shall  not  be  leal  than  1.07  nor 
more  than  1.12. 

4.  The  distillates  based  on  water  free  oil  shall  be  within  the  following  limits:  Up 
to  210°  C,  not  more  than  6%;  up  to  285°  C  not  more  than  25%.  The  residue 
above  856°  C,  if  it  exceeds  86%,  shall  have  a  float  test  of  not  more  than  80  sec 
at  70°  C  (168°  F). 

5.  The  specific  gravity  of  the  fraction  between  '285°  and  815°  C  shall  not  be  less 
than  1.02  at  88°/15.5°  C  (100° /60°  F).  The  specific  gnrvity  of  the  fraction  be- 
tween 816°  and  865°  C  shall  not  be  less  than  1.09  at  88°  A  5.6°  C  (100° /60°  F). 

6.  The  oil  shall  not  yield  more  than  10%  coke  residue. 

"Coal  Tar  Distillate  Oil.    The  oil  shall  be  a  distillate  of  coal-gas  tar  or  coke- 
oven  tar,  and  shall  comply  with  the  following  requirements: 

1.  It  shall  not  contain  more  than  5%  of  water. 

2.  It  shall  not  contain  more  than  0.5%  of  matter  insoluble  in  bensoL 

8.  The  specific  gravity  of  the  oil  at  88°  C  (100°  F)  shall  not  be  less  than  1.06. 

4.  The  distillates  based  on  water  free  oil  shall  be  within  the  following  limits:  Up 
to  210°  C,  not  more  than  5%;  up  to  285°  C,  not  more  than  16%.  The  residue 
above  856°  C,  if  it  exceeds  10%,  shall  have  a  float  test  of  not  more  than  50  sec 
at  70°  C  (168°  F). 

5.  The  specific  gravity  of  the  fraction  between  285°  and  815°  C  shall  not  be  less 
than  1.02  at  88°/15.5°  C  (100° /60°  F).  The  specific  gravity  of  the  fraction  be- 
tween 815°  and  355°  C  shall  not  be  less  than  1.09  at  88° /l 5.5°  C  (100°  /60°  F). 
6.  The  oil  shall  yield  not  more  than  2%  of  coke  residue. 

"Water-Gas  Tar.*  The  preservative  shall  be  refined  water-gas  tar  and  shall 
comply  with  the  following  requirements: 

1.  The  specific  gravity  shall  be  not  less  than  1.12  nor  more  than  1.14  at  88°  C  (100° 
F),  referred  to  water  at  the  same  temperature. 

2.  Not  more  than  2%:  shall  be  insoluble  by  hot  extraction  with  benzol  and 
chloroform. 

8.  On  distillation,  which  shall  be  made  as  hereinafter  described,  the  distillate  based 
upon  water  free  oil  shall  be  within  the  following  limits: 

Up  to  210°  C,  not  more  than  6% 
Up  to  286°  C,  not  more  than  15% 
Up  to  816°  C,  not  more  than  40% 
Up  to  856°  C,  not  less  than  26% 
4.  The  specific  gravity  of  the  total  distillate  below  866°  C  shall  not  be  less  than 
1.00  at  38°  C  (100°  F),  referred  to  water  at  the  same  temperature. 

6.  The  oil  shall  not  contain  more  than  2%  water,  and  due  allowance  shall  be 
made  for  all  water  and  insoluble  foreign  matter  it  may  contain,  by  injecting  a 
corresponding  additional  quantity  into  the  blocks. 

"Treatment.  The  timber  may  be  either  air  seasoned  or  green,  but  should  preferably 
oe  treated  within  3  months  from  the  time  it  is  sawed.  Green  timber  and  seasoned 
timber  shall  not,  however,  be  treated  together  in  the  same  charge.  The  blocks  shall 
be  treated  in  an  air-tight  cylinder  with  the  preservative  heretofore  specified.  In  all 
eases,  whether  thoroly  air  seasoned  or  green,  they  shall  first  be  subjected  to  live  steam 
at  a  temperature  between  104°  and  116°  C  (220°  and  240°  F),  for  not  less  than  2  hr 

♦In  view  of  the  fact  that  some  cities  are  using  a  water-gas  tar,  your  Committee 
deems  it  advisable  to  suggest  a  specification  for  their  guidance.  This  specification  is 
the  one  submitted  and  agreed  to  by  C.  N.  Forrest,  Chemist  of  the  Barber  Asphalt 
Paving  Co.,  and  W.  H.  Fulweiler,  Chemist  of  the  United  Gas  Improvement  Co. 
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nor  more  than  4  hr,  after  which  they  shall  be  subjected  to  a  vacuum  of  not  lea*  thai 
22  to,  held  for  at  least  1  hr.  While  the  vacuum  la  still  on,  the  preservative  oil,  hesasj 
«e  a  temperature  of  between  82°  and  104°  C  (180°  and  220°  F),  shall  be  run  in  una1 
the  cylinder  is  completely  filled,  care  being  taken  that  no  air  is  admitted.  Pretest) 
■hall  then  be  gradually  applied  not  to  exceed  50  lb  at  the  end  of  the  first  hr,  nor  let 
lb  at  the  end  of  the  second  hr  and  then  maintained  at  not  less  than  100  lb  nor  msM 
than  160  lb  until  the  wood  has  absorbed  the  required  amount  of  oiL* 

"After  this  a  supplemental  vacuum  shall  be  applied,  in  which  the  maximum  mtansfl| 
reached  shall  be  at  least  20  in  and  shall  continue  for  a  period  of  not  leas  than  80  ana 
If  desired,  this  vacuum  may  be  followed  by  a  short  steaming  period.  In  any  ehana 
the  blocks  shall  contain  at  least  10  lb  of  water  free  oil  per  cu  f t  of  wood  at  the  compel 
tion  of  the  treatment.  The  blocks  after  treatment  shall  show  satisfactory  penetra- 
tion of  the  preservative,  and  in  all  cases  the  preservative  must  be  diffused  thrnonl 
the  sapwood.  To  determine  this,  at  least  25  blocks  shall  be  selected  from  vmriooi 
parts  of  each  charge  and  sawed  in  half  at  right  angle  to  the  fibers  thru  the  center; 
and  if  more  than  one  of  these  blocks  show  untreated  sapwood  the  charge  shall  be  re- 
treated. After  retreating,  the  charge  shall  again  be  subjected  to  a  similar  inspection 
The  surface  of  the  blocks  after  treatment  shall  be  free  from  deposit  of  objectionable 
substances,  and  all  blocks  that  have  been  materially  warped,  checked  or  otherwisi 
injured  in  the  process  of  treatment  shall  be  rejected. 

"Method  of  ft»™pimg  Preservative.  Continuous  Drip  Samplhl  When  the  oil  k 
being  loaded  or  discharged  by  means  of  a  pump,  the  following  methods  shall  be  need: 
The  pipe  lines  thru  which  the  material  is  being  pumped  shall  be  tapped  on  the  dis- 
charge aide  of  the  pump,  preferably  in  a  rising  section  of  the  pipe  line.  The  sampk 
shall  be  taken  by  means  of  a  H-in  pipe,  extending  half  way  to  the  center  of  tbi 
main  pipe,  and  the  inlet  of  the  H-to  pipe  shall  be  turned  to  face  the  flow  of  tbi 
liquid.  This  pipe  shall  discharge  into  a  barrel  or  drum  of  60  to  100  gal  capacity,  and 
the  plug  cock  regulated  so  as  to  secure  a  continuous,  uniform  stream  during  the  entin 
pumping  of  the  shipment.  The  barrel,  or  preferably  the  iron  drum,  should  be  provided 
with  a  small  steam  coil  sufficient  to  keep  the  contents  thoroly  liquid.  The  tempera- 
ture  shall  not  exceed  49°  C  (120°  F).  The  contents  of  the  barrel  or  drum  shall  bf 
very  thoroly  agitated,  and  small  samples  for  testing  taken  immediately.  The  amount 
of  the  drip  sample  collected  shall  be  not  less  than  1  to  1000  gal  of  material  handled. 
excepting  in  the  case  of  large  boat  shipments,  where  a  maximum  of  100  gal  will  suffice. 

"Storaob  Tank  Samplbs.  In  sampling  from  storage  it  is  necessary  to  secure  «*™*pi«» 
from  different  levels,  and  where  possible  this  may  be  done  by  means  of  small  outlet 
cocks,  at  regular  intervale,  from  the  top  to  the  bottom  of  the  storage  tank.  In  audi 
cases  about  1  gal  of  tar  or  oil  shall  be  drawn  from  each  outlet  cock  and  thoroly  mixed 
and  a  portion  taken  for  testing.  The  stream  from  each  cock  shall  be  always  allowed 
to  flow  for  sufficient  length  of  time  to  enter  the  outlet  pipe  and  nipple,  before  com- 
mencing to  collect  the  sample.  When  tanks  have  no  outlet  cocks,  a  vessel  having  i 
string  attached  to  the  cork  may  be  lowered  to  measured  depth,  representing  a  numbs 
of  different  levels  in  the  tank,  and  the  cork  removed  when  the  vessel  baa  reached 
the  proper  level.    These  samples  shall  be  combined  for  an  average  as,  above. 

"Handling  Blocks  After  Treatment.  Blocks  shall  preferably  be  laid  in  the  atreet  at 
soon  as  possible  after  being  treated.  If  they  can  not  be  laid  within  2  days,  provisks 
shall  be  made  to  prevent  them  from  drying  out  by  stacking  in  dose  piles  and  coverinj 
them,  and,  if  possible,  sprinkling  them  thoroly  at  intervals.  The  blocks  shall  bi 
well  sprinkled,  under  the  direction  of  the  purchaser,  about  2  days  before  betas;  laid 

"Inspection.  All  material  herein  specified  and  processes  used  in  the  manuf  actun 
of  the  blocks  therefor  shall  be  subject  to  inspection,  acceptance  or  rejection  at  tai 
plant  of  the  manufacturer,  which  shall  be  equipped  with  all  the  necessary  gauges,  ap 
pliancea  and  facilities  to  enable  the  inspector  to  satisfy  himself  that  the  requirement) 
of  the  specifications  are  fulfilled.  The  purchaser  shall  have  the  further  right  to  mapcd 
the  blocks  after  delivery  upon  the  street,  for  the  purpose  of  rejecting  any  blocks  thai 
do  not  meet  these  specifications,  except  that  the  plant  inspection  ihall  be  final  witl 
respect  to  oil  and  treatment." 

•This  treatment  is  recommended  for  yellow  pine  only.  It  Is  probably  also  anftM 
to  Norway  pine,  hemlock,  black  gum  and  tamarack,  but  not  Douglas  fir.  Ftuthej 
recommendations  on  the  treatment  of  these  species  are  reserved  for  the  future. 
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«-  CONSTRUCTION 

L« 

0.    Laying  the  Pavement 

The  Foundation  for  a  wood  block  pavement  should  be  of  Portland  cement- 
?  .  concrete,  mixed  in  standard  proportions.     The  surface  of  the  concrete 

should  be  somewhat  smoother  than  for  granite,  as  it  is  more  important 
d   that  the  wood  blocks  should  be  well  bedded  than  should  stone  blocks,  as 

they  will  break  more  easily.  In  America  the  practice  is  to  lay  a  cushion 
:    of  either  sand  or  mortar  upon  the  surface  of  the  concrete  before  laying  the 

*  blocks,  so  that  they  will  become  well  bedded.     Most  cities  specify  either  a 
'     sand  or  a  mortar  bed  cushion,  reserving  the  right  of  course  to  specify  which- 

•  ever  one  is  desired  for  any  particular  street. 

Cement  Mortar  Bed.    It  is  believed  that  the  mortar  bed  is  the  better, 
'    because,  after  the  pavement  is  once  laid,  it  should  be  in  such  condition  that 
the  individual  blocks  will  not  settle.     If  blocks  are  laid  on  a  sand  cushion, 
\    the  pavement  is  rolled  or  rammed,  as  the  sand  must  be  of  slightly  varying 
depths;   the  blocks  will  get  an  uneven  pressure  under  the  roller  or  rammer, 
and  so,  under  traffic,  where  the  wheels  strike  the  individual  blocks,  depres- 
sions are  liable  to  occur,  making  the  pavement  slightly  undulating.    This 
is  undesirable  and  should  be  avoided  if  possible.     If  a  mortar  bed  is  used 
v     the  blocks  are  thoroly  imbedded  in  it  by  the  action  of  the  roller  or  rammer, 
and,  tho  used  dry,  it  soon  sets,  and  the  blocks  become  firmly  fixed  on  a 
hard  base.     The  cushion  is  practically  impervious  to  water,  so  that  the 
\    cushion  can  never  be  washed  away  by  water  getting  under  the  blocks,  as 
i    sometimes  happens  with  the  sand  cushion.    When  a  sand  cushion  is  used 
t    it  is  generally  1  in  thick,  and  the  mortar  bed  is  generally  made  }/*  in  thick, 

1  mixed  in  the  proportion  of  1  :  1  or  1  :  2,  according  to  the  ideas  of  the  engineer. 
The  general  practice  in  the  United  States  seems  to  be  to  use  the  mortar  bed. 
If  this  is  used,  after  it  sets,  the  pavement  becomes  as  solid  as  if  it  had  all 
been  laid  at  one  time. 

In  Borope,  however*  the  practice  is  different  in  all  cities  using  wood  block  pavement 
to  any  extent.  There  the  concrete  is  either  so  laid  that  it  will  have  an  absolutely 
smooth  surface,  or  it  has  an  upper  layer,  perhaps  H  In  in  thickness,  formed  of  finer 
materials,  so  that  the  surface  is  easily  made  smooth.  The  concrete  is  laid  with  a 
straight-edge,  so  that  it  is  absolutely  true  to  the  desired  crown,  and  trowelled  in  such 
a  way  that  the  surface  is  as  smooth  as  the  ordinary  cement  walk.  In  some  instances 
blocks  are  laid  directly  upon  the  concrete  and  in  others  upon  a  thin  coating  of  pitch, 
which  is  first  spread  upon  the  concrete  surface.  A  small  amount  of  pavement,  laid 
on  the  concrete  with  and  without  this  pitch  coating,  was  put  down  in  Chicago  In 
the  latter  part  of  1914.  It  has,  however,  not  been  in  use  long  enough  to  demonstrate 
its  actios.  The  wood  pavements  of  Europe  are  as  a  rule  softer  than  those  of  America, 
so  that  they  would  naturally  be  more  resilient,  but  even  the  hard  woods  of  Australia 
are  laid  directly  upon  the  concrete  base. 

Pbtbogbad.  The  wood  pavements  of  this  city  are  undoubtedly  in  a  class  by  them- 
selves. The  timber  used  is  generally  pine,  altho  spruce  is  used  to  a  certain  extent. 
The  Mocks  are  manufactured  by  hand  and  by  machinery,  the  hand-made  blocks 
<^tftij  about  84  cents  per  sq  yd  and  the  machine-made  about  68  cents  per  sq  yd, 
according  to  the  amount  manufactured  each  year.  It  is  stated,  however,  that,  as 
there  is  no  competition  in  the  manufacture  of  machine-made  blocks,  the  price  of  them 
is  kept  the  same  as  that  of  hand-made  blocks.  In  the  construction  of  the  pavement 
the  blocks  are  laid  on  concrete  and  on  wood.  A  1:4:6  broken  stone  concrete  is 
laid  about  6  in  deep  and  covered  with  a  layer  of  1  :  1  cement  mortar  about  1  in  thick. 
The  blocks  are  laid  closely  together.  The  wooden  foundation  consists,  first,  of  pine 
logs  9  in  in  diameter  laid  across  the  street  a  distance  of  about  89  in  apart.  On  top 
of  the  logs  is  laid  a  flooring  of  planks  2.4  in  thick  and  from  7  to  8  in  wide.  These 
planks  are  fastened  to  the  logs  by  iron  trails.    The  planks  are  generally  laid  wit*  ~ 
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with  the  ik 


■idlitt 


n  to  the  toil  beneath,  when  drains  m 
voir,     The  pavement  what  eotnr>iete 
i  two  conn  or  ml  tar  or  nun,  idler  which  n  thin  layer  of  sharp,  cosn 
i  over  it.     Occasionally  the  lower  parts  of  the  block*  in  dipped  in  ta 
_     Id.     The  coat  of  the  pavement  u  above  oonetnieted  ta  (0.99  par  eq  T 
for  the  pavement  proper;  with  concrete  foundation,  (2.4ij  per  sq  yd,  and  with  t* 
wooden  foundation.  (1.7V  per  aq  yd.     Fit*.  > 
and  2  enow  conjunction  on  woodan  farads 
Hon  in  Petrogrsd. 

Vroublensky  (46)  says:  "The  wood  block 
are  soon  crushed  and  ground  down  and  abaort 
"  Id  filth,  diffusing  a  bad  small  and  poaadbb. 
ins  to  spread  infectious  diseaats.  Also  n 
the  Intemtleea  betweeo  the  blocka  dirt  eel 
leers.     — 

ib  to  be  atlll  more  incomplete  m  tin 
s,  as  the  dirt  peicolating  torn  1 
a  Into  the  (found,  dirtying  and  Infurtiai 
it.  Finally,  organic  dust  is  formed  by  the  wwa 
of  the  pavement,  which,  rising  duriiut  the  dr| 
tima  of  the  year,  infects  the  ah-  and  Bakes  I 
injurious  to  health.  It  la  evident  that  na 
methods  employed  in  Fetroarad    cannot    la 
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Laying  the  Blocks.  The  fundamental 
of  the  best  American  practice  mu  de> 
scribed  in  the  1916  specifications  of  the  Am.  Soc.  Mun.  Imp.  (see  Art.  10). 

Borough  of  MmlaH..,  Hew  York  Cit>,  Specifications  provide  for  praetteaRjr  tat 
ssme  procedure  as  tboae  of  the  Am.  Soc  Mun.  Imp.,  except  that  they  do  not  call  tot 
a  row  of  blocka  to  be  laid  parallel  to  the  curb;  they  provide  that  jointa  ahall  be  brokaa 
by  a  lap  of  not  less  than  2H  In,  and  they  do  not  require  any  aspanalon  joint.  When 
car  tracks  exist  on  the  street  they  provide  that  the  spaces  between  the  web  of  tea 
rail  and  the  blocka  and  directly  under  the  head  of  the  rail  shall  be  filled  with  a  staT 
mortar  composed  of  one  part  of  Portland  cement  and  three  parts  of  clean,  sharp  sand; 
the  mortar  to  be  carefully  struck  eo  that  It  will  not  project  beyond  the  vertical  pleas 
of  the  edge  of  the  tail  head,  and  to  be  kept  in  poaition  until  the  pavement  fa  laid. 

Chicago  Specification!  require  that:  "The  blocks  shall  be  laid  hi  parallel  eomwai 
serosa  the  roadway  at  an  angle  of  approximately  ....  degress  Iron)  the  canter 
line  thereof,  except  at  the  intereections  of  all  alleys,  where  they  shall  be  laid  at  right 
angles  with  the  center  lines  thereof.  On  Intersections  and  junctions  of  lateral  atresia, 
the  blocks  shall  be  hud  at  an  angle  of  4S°  with  the  tine  of  the  street,  unless  other  wis. 
ordered  by  the  Engineer.  The  blocks  shall  be  laid  with  the  fiber  of  the  wood  i  raining 
In  the  direction  of  the  depth.  Gutter*  shall  he  constnictod  as  directed  by  the  Engineer. 
The  courses  shall  break  joints  alternately  by  a  lap  of  not  leas  than  Z  in  and  the  blocks 
shall  be  driven  together  except  where  joints  for  expansion  are  constructed-  The  blocka, 
whan  set.  shall  be  rolled  with  a  steam  roller  weighing  not  Ices  than  S  tone,  until  firmly 
bedded  and  brought  to  a  uniformly  even  surface.  After  rolling,  all  Imperfect  blocks 
ahall  be  removed  and  replaced  by  perfect  blocka-  Broken  blocks  ahall  not  be  uaad 
except  to  break  joints  In  starting  courses  and  in  making  closures.  If  the  blocka  thai 
have  been  laid  should  become  wet  before  the  filler  Is  applied,  they  must  be  taken  up 
and  reset  at  the  contractor's  expense,  if  the  Engineer  so  directs.  In  no  case  win  teas* 
be  allowed  on  the  work  before  the  wearing  surface  Is  completed." 

The  Brooklyn,  If.  Y.,  SpecintarJoae  provide  that:  "The  joints  between  the  blocks 
■hall  be  not  more  than  H  in  in  width  when  bituminous  filler  Is  used,  and  not  ascss 
than  H  in  in  width  when  sand  filler  Is  used.  The  Blocka  ahall  be  kid  by  the  pawns 
standing  upon  the  blocka  already  laid,  and  not  upon  the  bed  of  mortar.  The  blocks 
shall  be  laid  In  straight  courses,  st  right  angles  with  the  line  of  the  street,  except  at  street 
intersections,  where  they  will  be  laid  diagonally,  ss  the  Bngfnsei  may  direct.  All 
longitudinal  joints  shell  be  broken  by  s  lap  of  not  leas  than  8  Ln." 

ProvMeoa  for  Expansion.    When  the  creo-reejnsite  wood  blocka  were 
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laid  in  Brooklyn  no  provision  was  made  for  an  expansion  joint,  it  being 
ight  that  if  the  blocks  were  so  treated  that  they  would  not  absorb 
e  than  3%  of  water,  when  dried  for  24  hr  at  a  temperature  of  38°  C 
f  F)  and  then  immersed  in  water  for  24  hr,  there  would  not  be  sufficient 
uiaion  to  do  any  harm.  This  was  found  to  work  out  in  practice,  and 
material  amount  of  bulging  or  swelling  occurred  in  the  pavements  so 
.  When,  however,  the  rosin  was  dropped  from  the  preservative  and 
ril  used,  it  was  deemed  best  in  most  cities  to  provide  for  an  expansion 
t,  altho  this  procedure  has  not  been  followed  in  the  Borough  of  Man- 
An,  New  York  City.  Most  engineers  think  that  it  is  not  possible,  and 
laps  not  desirable,  to  treat  a  block  so  as  to  make  it  absolutely  waterproof, 
if  a  block  can  be  so  treated  as  to  prevent  decay  and  at  the  same  time 
have  too  much  expansion,  it  may  be  better  to  lower  the  amount  of 
tment  in  the  blocks  and  so  reduce  expense.  It  must  be  remembered, 
ever,  that  in  order  to  expand  from  side  to  side  across  the  street  to 
appreciable  extent  the  blocks  must  move  on  the  base,  which  is  un- 
rable,  if  not  impossible  if  the  blocks  are  imbedded  in  a  mortar  cushion, 
general  practice  in  America,  however,  is  to  provide  for  an  expansion 
t  lengthwise  of  the  curb  and  fill  the  same  with  some  bituminous  material. 
ome  instances  joints  have  been  laid  crosswise  of  the  pavement.  This, 
ever,  is  not  the  general  practice,  and,  unless  absolutely  necessary,  is 
desirable,  as  it  gives  a  wide  joint,  and  therefore  causes  undue  wear. 
i  Europe,  the  practice  is  always  to  provide  an  expansion '  joint  near 
curb.  This  is  more  necessary  there  than  in  America,  as  the  blocks  do 
have  a  heavy  treatment.  On  one  street  where  wood  block  was  being 
in  London  in  1913,  two  rows  of  the  blocks  were  being  laid  parallel  to 
curb,  with  two  expansion  joints  about  1  in  wide,  one  adjacent  to  the 
>  and  the  other  between  the  rows  of  blocks,  these  being  filled  with  clay 
ome  other  similar  material.  Such  filling  for  expansion  joints  is  more 
tmon  in  Europe  than  the  use  of  bituminous  material.  In  Paris  the 
wsion  joint  is  sometimes  filled  with  an  oblong  hollow  device  made  of 
i  sheet  steel,  about  3  in  high  and  \\i  in  wide;  this  is  placed  in  the  joint, 
is  supposed  to  be  elastic  enough  to  give  under  the  pressure  of  the 
inding  blocks  and  so  prevent  bulging. 

le  Specifications  of  the  Borough  of  Brooklyn,  New  York  City,  provide  that  when 
nlnoas  joints  are  specified,  the  joints  are  to  be  immediately  filled  with  a  hot  filler, 
with  sand  joints  the  pavement  fa  to  be  rolled.  Before  the  blocks  are  laid,  it  is 
ified  that  a  board  5  in  in  width,  1  in  thick  at  top  and  H  in  thick  at  the  bottom, 
i  be  placed  along  and  against  the  curb,  the  blocks  at  the  beginning  and  the  end 
ich  course  to  be  set  against  these  boards.  After  the  blocks  are  rolled,  the  boards 
withdrawn,  and  the  spaces  between  the  blocks  and  the  curb  filled  with  a  bituminous 
'.  A  Joint  %  in  in  width  shall  be  left  along  the  rails  of  the  trolley  tracks,  and 
joint  shall  also  be  filled  with  a  bituminous  filler.  It  is  also  specified  that  after  the 
ta  have  been  completely  filled  and  the  pavement  rolled  a  layer  of  sand  shall  be 
ad  over  the  surface  and  allowed  to  remain  there  for  10  days.  It  is  also  provided 
:  if  at  any  time  during  the  maintenance  period  the  street  should  require  sand  for 
purpose  of  absorbing  surplus  oil  or  joint  filler,  it  shall  be  supplied  by  the  contractor, 
be  Chicago  Specifications  provide  that  on  each  side  of  the  roadway  a  longitudinal 
t  shall  be  formed  by  placing  a  lM-in  board  on  edge  against  the  curb.  The  blocks 
I  be  firmly  bedded  against  said  boards.  The  boards  shall  remain  in  place  until 
blocks  are  rolled,  and  immediately  preceding  the  application  of  the  filler  they  shall 
arefuDy  removed  without  disturbing  the  adjacent  blocks. 

s  an  Instance  of  a  special  case  of  laying  blocks,  when  the  Strand,  in  London,  was 
Bd  with  wood,  m'  about  "1901,  it  was  desired  to  have  the  work  done  with  as  little 
iirbanee  to  traffic  as  possible.    The  portion  paved  was  from  Trafalgar  S~" 
Sharing  Cross,  some  1200  or  1800  ft    The  work  was  done  from  curb  to 
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proceeding  without  stopping  day  and  night,  and,  as  was  stated  by  the  Engineer,  tfae»| 
blocks  were  laid  upon  the  concrete  when  it  was  so  soft  that  the  pavers  had  to  have)  ] 
planks  to  stand  on  so  as  not  to  deform  the  concrete.  The  entire  work  was  completed  ; 
in  3  days.  Before  being  thrown  open  to  traffic  it  was  covered  with  about  2  in  of  ; 
coarse  gravel.  The  Engineer  also  stated  that,  while  he  had  some  misgivings  about 
how  the  work  would  turn  out,  it  was  satisfactory  in  every  respect.  In  1914,  when  < 
this  street  was  repaved,  one-half  of  the  street  only  was  done  at  one  time. 

Joint  Filling.  Sand.  The  question  of  filling  joints  in  wood  pavement 
has  received  as  much  discussion  as  that  for  stone  block  pavement,  and 
the  materials  used  are  practically  the  same.  The  creo-resmate  pavements 
laid  in  Brooklyn,  N.  Y.,  had  all  the  joints  filled  with  sand,  and  after  a  little 
traffic  they  were  completely  filled,  and  undoubtedly  as  nearly  waterproof  ' 
as  if  a  bituminous  or  cement  grout  filler  had  been  used.  It  can  be  said,  too, 
of  a  sand  filler,  that  if  the  blocks  bleed,  the  sand  in  the  joints  will  absorb 
a  certain  amount  of  the  oil;  on  the  other  hand,  when  the  sand  is  closely 
packed  it  cannot  be  compressed,  and  therefore  will  not  take  up  any  ex- 
pansion of  the  blocks.  Where  the  traffic  is  quite  heavy  it  is  believed  that 
a  sand  joint  filler  is  as  good  as  any  other,  if  not  better. 

Cement  Grout.  This  filler  has  been  used  to  a  certain  extent,  but  it 
does  not  seem  to  have  much  to  commend  it.  The  mortar  cannot  adhere  to 
any  extent  to  the  wood,  as  it  can  to  stone,  and  the  film  of  cement, .  after  it 
has  Bet,  must  be  very  thin  and  liable  to  break  under  traffic,  so  that  the 
filler  will  be  little  better  than  sand.  It,  too,  requires  that  the  street  shall 
be  closed  for  a  sufficient  length  of  time  to  allow  the  mortar  to  thoroly  set; 
otherwise  the  result  before  spoken  of  will  ensue. 

Bituminous  Filler.  A  bituminous  filler  is  probably  used  more  generally 
in  wood  pavements  than  any  other  kind.  It  has  one  great  merit  in  that 
every  joint  between  the  blocks  is  really  an  expansion  joint  so  that  it  will 
take  up  a  certain  amount  of  the  expansion  in  the  blocks  and  thus  have  a 
tendency  to  prevent  bulging.  That  it  will  not  entirely  do  this  is  evident 
from  experience.  But  it  adds  to  the  trouble  if  the  blocks  bleed  to  any  extent, 
as,  if  the  bleeding  is  caused  by  expansion,  the  surplus  that  is  used  for  the 
filler  is  crowded  to  the  surface,  adding  materially  to  the  amount  that  exudes 
from  the  blocks  themselves. 

The  general  practice  in  Europe  is  to  fill  the  joints  with  some  bituminous 
material,  but  cement  grout  is  used  to  a  certain  extent,  and  sometimes  a 
combination  of  both,  the  lower  part  of  the  joint  being  filled  with  bituminous 
material  and  the  upper  part  with  cement  to  prevent  any  liability  of  trouble 
from  stickiness. 

10.    Specifications  for  Construction 

The  following  specifications  were  adopted  in  1916  by  the  Am.  Soo.  Mun. 
Imp.  For  sections  covering  physical  properties  of  wood  blocks  and  pre- 
servatives, and  method  of  manufacture,  see  Art.  8.  Specifications  relative 
to  the  practice  in  several  American  and  European  cities  pertaining  to 
details  of  construction  will  be  found  in  Art.  9. 

"The  Foundation  for  the  pavement  shall  be  of  cement-concrete  made  in  accordance 
with  the  specifications  for  concrete  paving  foundations  and  shall  be  *  inches  in  thick- 
neav  At  no  place  shall  the  surface  of  the  finished  concrete  vary  more  titan  H  In 
from  the  given  grade. 

"  Cushion.  Bituminous.  Over  the  concrete  foundation  laid  as  specified  above  shall 
be  spread  a  layer  of  cement  mortar  composed  of  one  part  Portland  cement  to  two 
parts  of  sand.    This  mortar  shall  be  of  such  a  consistency  that  it  may  be  easily  spread, 

~  Committee  recommends  that  the  concrete  base  be  at  least  5  in  in  thickness 
er  heavy  traffic  8  to  9  in  is  recommended. 
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and  must  be  applied  to  the  surface  of  the  concrete  not  more  than  46  min  after  the 
placing  of  the  concrete  foundation.  This  mortar  must  be  struck  by  templets  to  a 
surface  parallel  to  the  grade  and  contour  of  the  finished  pavement  in  such  a  manner 
that  when  the  blocks  are  set  the  surface  of  the  pavement  shall  conform  accurately  to 
the  established  grade.  After  this  mortar  coating  is  thoroly  set  and  hardened,  it  shall 
be  painted  with  a  coal  tar  pitch  as  specified  under  bituminous  filler,  or  other  suitable 
waterproofing  paint.  The  paint  coat  must  be  applied  as  thin  and  as  smoothly  as  possi- 
ble, and  at  no  place  shall  it  be  over  H  in  in  depth.  The  blocks  shall  be  laid  as  speci- 
fied below  directly  on  this  paint  coat  within  at  least  80  min  after  it  has  been  applied. 
M  Mobtab  Bbd.  The  concrete  foundation  prepared  as  specified  above  shall  be  cleaned 
and  swept  and  shall  be  thoroly  dampened  immediately  in  advance  of  the  spreading 
of  the  cushion  course.  Upon  the  surface  of  the  foundation  thus  prepared  shall  be 
spread  a  layer  of  mortar  not  exceeding  H  in  in  thickness  and  made  of  one  part  Portland 
cement  of  the  character  specified  for  use  in  the  foundation  and  three  parts  of  sand. 
!  Only  sufficient  water  shall  be  added  to  this  mixture  to  insure  a  proper  setting  of  the 
cement,  the  intention  being  to  produce  a  granular  mixture  which  may  be  raked  or 
struck  by  templets  to  the  desired  grade.  The  mortar  shall  be  thoroly  mixed  and 
shall  be  spread  in  place  upon  the  foundation  by  means  of  templates  immediately  in 
advance  of  the  laying  of  the  blocks  to  such  a  thickness  that  when  the  blocks  are  set 
and  properly  bedded  in  the  mortar,  their  tops  shall  conform  accurately  to  the  finished 
grade  of  the  roadway. 

**Sand.  Upon  the  concrete  foundation  shall  be  spread  a  cushion  of  sand  1  in  in 
thickness.  The  sand  cushion  shall  be  struck  by  templates  to  a  surface  parallel  to  the 
grade  and  contour  of  the  finished  pavement  in  such  a  manner  that  when  the  blocks 
are  set  and  thoroly  bedded  in  the  sand  the  tops  shall  conform  accurately  to  the  finished 
grade  of  the  pavement.  The  sand  used  in  this  cushion  shall  all  pass  the  )i-in  screen 
and  must  contain  between  10  and  25%  of  loam  or  clay. 

"Laying  the  Blocks.  Upon  the  bed  thus  prepared  the  blocks  shall  be  carefully  set 
'  with  the  fiber  of  the  wood  vertical,  in  straight  parallel  courses,  leaving  a  space  next 
to  the  curb  1  in  in  width  for  the  expansion  Joint.  They  shall  be  placed  closely  together 
on  the  prepared  cushion  and  no  joint  shall  be  more  than  H  inch  in  width.  Nothing 
bat  whole  blocks  shall  be  used  except  in  starting  a  course,  or  in  such  other  cases  as 
the  purchaser  may  direct;  and  in  no  case  shall  the  lap  be  less  than  2  in.  Closures 
shall  be  carefully  cut  and  trimmed  by  experienced  men.  The  portions  of  the  block 
used  for  the  closures  must  be  free  from  checks  or  other  fractures  and  the  cut  end  must 
have  a  surface  perpendicular  to  the  top  of  the  block  and  cut  to  the  proper  angle  so 
as  to  give  a  close,  tight  joint.  The  angle  of  the  course  with  the  curb  shall  be  deter- 
mined by  the  purchaser.  After  the  blocks  are  placed  they  shall  be  rolled  parallel 
and  diagonal  to  the  curb  by  a  tandem  roller  weighing  between  4  and  7  tons,  until  the 
surface  becomes  smooth  and  is  brought  truly  to  the  grade  and  contour  of  the  finished 
pavement.  In  case  of  a  mortar  bed  the  rolling  shall  be  completed  before  the  mortar 
bed  has  set.  All  mortar  that  has  set  before  the  blocks  are  in  place  and  rolled  shall 
be  discarded  and  replaced  by  fresh  mortar. 

"Filler.  After  the  rolling  is  completed  the  joints  between  the  blocks  shall  be  filled 
with  either  a  pitch  or  asphalt  filler  as  specified  hereafter.  The  filler  shall  be  brought 
to  the  proper  temperature  and  poured  into  the  joints,  and  any  filler  on  the  surface 
of  the  pavement  must  be  spread  as  thin  as  possible  by  means  of  squeegees.  The 
receptacle  in  which  the  filler  is  heated  shall  be  equipped  with  suitable  thermometers. 
After  the  joints  are  filled  as  described,  the  surface  shall  be  completely  covered  by  a 
thin  coat  of  coarse,  clean,  dry  sand,  and  a  similar  sand  shall  be  spread  over  the  pave- 
ment, if  required  by  the  Engineer,  before  the  acceptance  of  the  pavement. 

"Pitch  Filler.  The  filler  shall  be  a  straight  run  residue  obtained  from  the  distilla- 
tion of  coal  tar,  and  shall  comply  with  the  following  requirements: 

1.  The  melting  point  shall  not  be  lower  than  60°  C  (140°  F),  nor  higher  than  66°  C 
(160°  F). 

2.  It  shall  contain  between  22  and  37%  of  free  carbon  insoluble  in  hot  chloroform 
and  benzol. 

8.  The  specific  gravity  at  25°  O  (77°  F)  shall  not  be   less   than    1.24  nor   more 

than  1.32. 
4~  The  specific  gravity  of  the  distillate  up  to  855°  C  shall  not  be  less  than  1.07 

at  38°  C  (100°  F),  compared  with  water  at  15.5°  C  (60°  F), 
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The  pitch  shall  be  heated  to  a  temperature  not  exceeding  168°  C  (826°  F),  and 
■hall  be  poured  at  a  temperature  between  121°  and  149°  C  (260°  and  800°  F). 
"Asphalt  Fuxsr.    The  filler  shall  be  an  asphalt  filler  and  shall  comply  with  the 

following: 

1.  It  shall  contain  at  least  98%  of  bitumen  soluble  in  carbon  disulphide. 

2.  It  shall  have  a  penetration  within  the  following  limits:  When  tested  for  1  mm 
at  0°  C  (82°  F)  under  200  g,  10  to  20;  when  tested  at  25°  C  (77°  F).  f or  S  see 
under  100  g,  SO  to  60;  when  tested  at  46°  C  (115°  F),  for  5  sec  under  50  g. 
160  to  800. 

8.  It  shall  show  a  ductility  of  at  least  80  em  when  tested  at  26°  C  (77°  F). 

4.  When  60  g  are  heated  in  an  open  tin  to  a  temperature  of  168°  C  (826°  F),  for 
6  hrf  the  loss  shall  not  exceed  1%  and  the  penetration  at  26°  C  (77°  F)  of  the 
residue  left  after  such  heating  must  not  be  less  than  two-thirds  of  the  penetration 
of  the  original  asphalt  cement  before  such  heating  when  tested  at  26°  C  (77°  F). 

"Sand  Filler.  After  the  rolling  is  completed  the  joints  between  the  blocks  shall 
be  filled  by  sweeping  dry  clean  sand  into  them,  after  which  the  surface  shall  be  covered 
to  a  depth  of  about  Vl  in  with  fine  sand.  This  sand  is  to  be  left  upon  the  pavement 
for  such  a  time  as  may  be  directed  by  the  City,  after  which  it  shall  be  swept  up  and 
taken  away  by  the  Contractor. 

11  Blocks  on  Grades.  When  the  blocks  are  laid  on  streets  having  grades  of  8%  or 
over,  it  is  desirable  that  the  blocks  be  spaced  by  laying  creosoted  wood  lath,  about  J/if 
in  thick,  between  each  course.  The  space  above  the  laths  shall  then  be  filled  with 
heated  crushed  stone,  containing  no  dust,  and  bituminous  filler  as  specified  above. 
The  bituminous  filler  shall  first  be  poured  into  the  bottom  of  the  joint,  care  being 
taken  to  get  none  on  the  surface  of  the  pavement.  The  crushed  stone  shall  then  be 
swept  into  the  joint  and  the  space  around  the  stone  filled  with  a  bituminous  filler  to 
the  top  of  the  joint.  It  is  essential  in  open  joint  pavement  to  drive  together  the  blocks 
every  four  rows  to  prevent  tipping  of  the  individual  blocks." 

11.    Construction  Cost  Data 

Minneapolis.  The  detailed  cost  of  wood  block  pavements,  where  the 
work  has  been  done  by  city  employees  for  many  years,  not  including  founda- 
tion, is  as  follows: 

1  superintendent,  part  time $1 .00 

1  timekeeper,  part  time 0 .60 

1  foreman 4.60 

1  team 6.00 

1  roller  man 4 .00 

1  watchman 2.50 

2  tar  men 6 .26 

1  inspector 2.60 

1  sweeper 2.60 

8  men  throwing  to  pavers 7 .60 

6  wheelers 15 .00 

4  block  layers 12.00 

2  trimmers 6.00 

1  line  man 2 .  50 

1  bed  man 3.60 

4  sand  spreaders 10 .00 

1  concrete  sweeper 2.60 

32  $86.75 

This  organization  will  lay  on  an  average  of  1500  sq  yd  per  day,  under 

good  conditions.     Average,  80.0578  per  sq  yd.     The  entire  cost  of  laying 

the  pavement,  not  including  foundation,  is  as  follows: 

Hauling  blocks 80.066 

Laying  blocks 0.068 

Miscellaneous,  clearing  street,  moving  on  and  off  of  tools 0.024 

Cushion  sand  $0.75  per  cu  yd 0.024 

Pitch,  $12.00  per  ton  f.  o.  b 0.056 

Creosoted  blocks,  $1.40  per  sq  yd,  f.o.b 1 .400 

Total $1,627 
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The  blocks  ium|  were  southern  yellow  pine  4  in  deep,  with  a  treatment 

16  lb  per  cu  ft. 

Hew  York  City.    The  cost  of  laying  800  sq  yd  follows: 

1  foreman $4.00 

1  bedmaker 3.20 

2  men  on  striking  board 6 .40 

10  laborers  making  and  spreading  mortar  bed 17.60 

4  pavers,  one  cutting  in 12.80 

16  laborers  handling  blocks,  etc 28. 00 

1  roller  man 5.00 

1  helper 2.50 

1  laborer  cleaning  up 1.75        $81.15 

The  cost  of  joint  filling  follows : 

1  laborer  tending  kettle 2 .00 

2  laborers  carrying  pitch 4 .00 

2  laborers  pouring 4.00 

4  laborers  squeegeeing 8.00  18.00 

Total  labor $99.15 

Cost  of  labor  per  yard $0,124 

Coat  of  mortar  bed  per  sq  yd 0.090 

Cost  of  pitch  per  so  yd 0.076 

Cost  of  4-m  block,  204b  treatment  per  aq  yd. 2.000 

Total $2,289  per  sq  yd 

Wenatchee,  Wash.  (36).  Cost  details  of  laying  27  505  sq  yd  of  wood 
block  pavement  on  Wenatchee  Ave.  in  1913.  Construction:  4  in,  16  lb 
creosoted  Douglas  fir  blocks,  joints  filled  with  asphalt;  1  in  sand  cushion; 
5  in  1  :  3  :  6  cement-concrete  foundation.  Common  labor,  $2.50  per  8-hr 
day;  block  layers,  $10.00  per  8-hr  day.  Roller  rent  $3.50  per  day.  Wood 
blocks,  $1.75  per  sq  yd,  f.o.b.  Wenatchee  plus  $1.10  per  thousand  for 
unloading  and  hauling. 

Coat  of  Materials 

Amount  Used  Cost  per 

per  Sq  Yd  Sq  Yd 

foundation        Gravel,  $1.80  per  cu  yd 0 .0978  cu  yd  $0 .  1268 

Sand,  $1.00  per  cu  yd 0.0486  cu  yd  0.0486 

Cement,  $2. 10  per  bbl 0.126    bbl  0.2625 

Water 0.0100 

Mixer  (interest  and  depreciation)       0 .0152 

;uahion  Sand,  $1.00  per  cu  yd 0 .0278  sq  yd  0.0278 

llocka  Blocks,  $1,794  per  sq  yd 42.25      blocks  1.7940 

Asphalt  filler,  $37.76  per  ton 0.0031  0.1158 

"otal  coat  of  materials  per  sq  yd $2.8997 

Cost  of  Labor 

Cost  per  Sq  Yd 

oundattan        Mixing $0 .0528 

Placing 0.0205 

uahlon  0.0141 

locks  Laying 0.0160 

Helping 0.0486 

Rolling 0 . 0 1 59 

Filling 0.0699 

tar  per  sq  yd 

otal  cost  of  pavement  and  foundation  per  sq  yd 


otal  coat  of  labor  per  sq  yd. . . . .         $0.2282 


England.  Swedish  deal  blocks  laid  on  concrete  with  a  cushion  coat  of  asphalt 
«t  $3.08  per  sq  yd  and  had  an  average  life  of  7  years,  and  cost  $0,209  annually  for 
pairs.  Creosoted  blocks,  lime  joints,  cost  $2.95  per  sq  yd,  with  an  average  life  of 
years,  and  cost  $0,204  per  year  for  repairs.  Creosoted  blocks  with  asphalt  mastic 
ints  coat  $8.66  per  yd,  with  an  average  life  of  8  years,  and  coat  $0.24  per  year  for 
paira.     Pitch-pine  blocks  cost  $2.91  per  sq  yd,  with  cement  joints,  with  a  ' 
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9  years,  and  were  maintained  at  an  expense  of  $0,088  per  sq  yd  per  year  for  repaira. 
The  life  of  these  foreign  pavements  is  estimated  for  the  traffic  standard  of  750 
per  yard  of  width  per  day. 

Table  I. — Character  and  Coat  of  Wood  Block  Pavements  in  1915 

in  Several  Cities 
From  Engineering  and  Contracting,  April  5, 1916 


1 

Sq  Yd 

Price* 

Guaran- 
tee 
Years 

Kind 

of 
Filler 

Conckbtb 
Foundation 

City 

i 

per 
Sq  Yd 

Thick- 
ness 
In 

Propor- 
tions 

Boston,  Mass. . . 
New  Haven, 

Providence,  R.  I 

Borough  of  Man- 
hattan.    New 
York  City.... 

Jersey  City,  N  J. 

Cumberland,Md. 

Akron,  Ohio... . 

Toledo,  Ohio . . . 

Chicago,  111 ... . 

Detroit,  Mich. . . 
Milwaukee,  Wis. 
Minneapolis, 

Minn 

Cedar  Rapids, 

Sioux  Falls,  S.D. 
Petersburg,  Va. . 
Nashville,  Tenn 
New  Orleans,La. 

12412 

41623 
89412 

6024 

7271 

6616 

3600 

88406 

68140 

8116 

253067 

17584 

117562 

8115 

2225 

13000 

27639 

47870 

$3.25 

8.87 
8.86 

8.12 

2.461 

2.89 

2.061 

8.19 

3.22 

2.76 

2.43 

2.601 

2.88 

2.741 

2.82 

2.621 

2.64 

3.26 

\ 

\ 

\ 
\ 

5 

5 
6 

5 
6 
5 
2 
5 
5 
5 
0 
0 

■  • 

6 
6 
5 
5 
8 

Sand 

Sand 
Sand 

Asphalt 

Sand 

Cement  grout  . 

Tar 

Sand 

Pitch 

Asphalt 

Tar 

Pitch 

Pitch 

Asphalt 

Pitch 

Sand 

Pitch 

Tar 

6 

6 
6 

6 
5 
6 
4 

7 
6 
6 
6 
6 

5 

6 
6 
6 

5H 
6 

1:3      :7 

1:3      :6 
1:3      :S 

1:3      :6 
1:8      :6 
1:3      :6 
1  :2H:6 
1:3^:6 
1:3      :6 
1:8      :5 
1:3      :« 
1:8      :6 

1:3     : 6 

1:3      : 5 
1:2H:5 
1:8      :6 
1:3      :6 
1:3      :5 

*  Price  covers  pavement,  foundation  and  subgrade. 
f  Does  not  include  shaping  subgrade. 

MAINTENANCE 

12.    Bleeding 

Two  of  the  greatest  objections  to  treated  wood  block  pavement  are  its 
liability  to  bleed  when  first  laid  and  its  occasional  bulging  due  to  the  ex- 
pansion of  the  blocks  caused  by  the  absorption  of  water  in  wet  weather. 
In  New  York  City  there  has  been  some  trouble  on  this  account,  but  not 
to  such  an  extent  as  in  the  West.  One  reason  for  the  blocks  in  New  York 
not  bleeding  as  much  as  those  in  the  West  is  probably  because  of  the  fact 
that  the  joint  filling  in  New  York  has  generally  been  sand,  while  in  the 
early  pavements  of  Chicago  it  was  pitch  or  some  other  bituminous  material. 
By  this  term  is  meant  the  exudation  of  the  preservative  during  warm 
weather  soon  after  the  pavement  is  laid.  This  occurs  in  different  degrees 
in  different  cities  under  different  conditions.  In  Cincinnati,  Ohio,  and 
Chicago  there  has  been  some  trouble  on  this  account,  and  many  have  been 
the  complaints  of  the  property  owners  because  of  this,  as  it  makes  the 
pavement  very  sticky,  and  is  therefore  tracked  into  residences  and  business 
nouses.     This  bleeding  occurred  slightly  with  the  creo-reainate  process. 
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but  in  an  entirely  different  way.  The  erfudatiofift  then  were  altogether  of 
rosin,  which  soon  cooled  and  formed  a  hard,  glassy  substance,  which  was 
exceedingly  slippery  for  horses.  That,  however,  was  soon  crushed  and 
worn  out  by  heavy  traffic.  On  the  first  pavement  laid  in  Brooklyn,  N.  Y., 
there  were  quite  a  number  of  complaints  on  account  of  slipperiness  soon 
after  the  pavement  was  laid.  This  was  on  a  residential  street,  where  the 
traffic  was  light,  but  even  then  the  complaints  soon  ceased.  One  of  the 
problems  of  the  wood  block  manufacturer  is  to  overcome  this  tendency  of 
the  blocks  to  bleed.  Just  what  causes  it  or  accelerates  it  is  uncertain. 
It  is  probable,  however,  that  the  greater  the  treatment  given  the  blocks 
the  more  they  will  bleed,  no  matter  what  the  preservative.  The  advocates 
of  the  light  oil  claim  that  there  will  be  very  little  bleeding  with  that  material 
and  that  the  trouble  is  caused  almost  entirely  by  the  mixture  of  the  tar 
with  the  creosote  oil.  Others  think  that  the  bleeding  is  caused  almost 
entirely  by  the  expansion  of  the  blocks,  the  pressure  forcing  the  preser- 
vative to  the  surface.  The  Chicago  specification  requires  oil  to  be  of  1.08 
to  1.12  specific  gravity,  and  provides  that  it  shall  be  an  absolute  distillate 
of  coal  tar.  This  means  that  no  filtered  tar  can  be  mixed  with  the  oil 
itself.  .  Since  the  use  of  this  oil  the  trouble  from  bleeding  has  almost  entirely 
ceased.  It  occurs  during  the  first  warm  days  of  spring.  On  a  street  that 
is  partially  shaded  the  bleeding  often  occurs  very  freely  on  one  Bide  and 
not  at  all  on  the  other.  This  would  seem  to  refute  the  argument  of  those 
who  claim  that  bleeding  is  caused  by  the  expansion  of  the  blocks.  This 
exudation  is  not  entirely  bad,  as  it  brings  the  preservative  to  the  surface 
and  so  renders  the  top  of  the  block  absolutely  watertight.  When  it  occurs 
to  a  great  extent  it  can  be  overcome  by  sprinkling  the  surface  of  the  pave- 
ment with  sand,  which  is  scraped  off  after  the  preservative  has  been  ab- 
sorbed. Some  trouble  occurs  on  this  account  in  the  European  cities,  but 
not  much,  as  the  treatment  of  the  blocks  is  so  light. 

Howell  (26b)  states  that:  "The  bleeding  was  extremely  noticeable  on  several 
warm  days  when  the  thermometer  ranged  from  82°  to  86°  C  (90°  to  97°  F)  in  the  shade, 
and  possibly  46°  to  49°  C  (115°  to  120°  F)  on  the  pavement,  but  by  causing  the 
blocks  to  be  covered  with  a  thin  coating  of  sand,  no  unpleasant  conditions  followed. 
During  the  summer  and  fall  the  pavement  was  sprinkled  quite  frequently.  Early  in 
the  fall  a  thick  coating  or  crust  formed  on  the  top  of  the  blocks,  caused  by  the  ooaing 
out  of  the  preservative  and  its  coming  in  contact  with  the  sand.  The  contractor 
scraped  this  off  and  removed  it  from  one  street  on  several  occasions.  This  coat  did 
not  stick  to  shoe  leather  to  any  appreciable  extent,  and  did  not  cause  any  unfavorable 
comment  from  storekeepers  in  regard  to  being  tracked  into  buildings  and  soiling  the 
floors,  as  was  the  case  with  the  wood  block  pavement  on  Market  St.,  Philadelphia, 
a  few  years  ago." 

Teesdale  (41a)  has  described,  as  follows,  an  investigation  of  bleeding  which  was 
intended  to  include  those  factors  entering  into  the  selection  of  material  and  its  treat- 
ment at  the  plant  that  might  have  an  influence  on  bleeding.  The  investigation 
covered,  (1)  Species  and  rate  of  growth.  (2)  Moisture  condition  of  the  wood  when 
treated.  Green  and  air-dried  wood  was  tested.  (3)  Character  of  preservative  used. 
A  distillate  creosote  oil  and  a  mixture  of  this  with  tar,  the  latter  intended  to  be  repre- 
sentative of  the  grade  of  paving  oil  in  general  use,  were  tested.  (4)  Manipulative 
methods  employed  in  treatment,  especially  the  use  of  steam  and  vacuum  treatment 
and  preliminary  air  pressures.  In  addition,  tests  were  made  to  determine  the  effect 
of  varying  the  absorption  of  preservative,  and  of  subjecting  treated  blocks  to  external 
pressure,  a  condition  sometimes  obtained  in  a  street  when  the  expansion  trouble  exists. 

"Materials  Usbd.  Wood:  Green  long-leaf  pine  and  thoroly  air-dried  long-leaf 
pine,  rapid  growth  loblolly  pine,  and  eastern  hemlock  blocks,  4  in  by  8  in  by  4  in  were 
used  in  the  work.  The  long-leaf  pine  was  regular  paving  block  stock;  the  other 
material  was  sawed  from  ties.    Preservatives:    Two  preservatives  were  used  in  the 
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investigation  of  bleeding.  One  was  coal  tar  creosote  with  a  apedflc  gravity  of  1JN 
at  60°  C  (140°  F).  The  other  was  a  50%  mixture  of  thin  creosote  with  a  by-produd 
coke-oven  tar  having  a  specific  gravity  of  1.17  at  60°  C  (140°  F),  and  containing  abort 
6%  free  carbon.  This  mixture  was  believed  to  be  comparable  to  much  of  I .  e  paving 
oil  used  for  treating  blocks. 

"Method  or  Making  Bleeding  Tests,  After  treatment,  the  blocks  were  placed 
in  an  oven  in  tin  boxes,  and  subjected  to  a  constant  temperature  of  49°  C  (120°  F), 
until  the  oil  ceased  to  bleed  from  them.  Blotting  paper  was  used  to  absorb  the  ofl 
as  it  came  from  the  blocks.  Weights  were  taken  at  suitable  intervals,  corrections 
being  made  for  losses  by  volatilization.  In  the  data  presented,  an  average  of  two 
blocks  was  taken  in  each  case. 

"The  results  indicate  that  a  preliminary  vacuum  especially  is  a  very  important 
factor  in  treating  air-dry  paving  blocks  if  bleeding  is  to  be  reduced.    Steaming,  when 
used  without  a  vacuum  period,  was  not  very  efficient  in  reducing  bleeding  when  creosote 
was  used.     With  the  tar  and  creosote  mixture,  however,  the  reduction  in  bleeding 
was  very  marked.     Steaming  evidently  has  a  much  greater  effect  on  the  tar  and  creosote 
mixture  than  on  the  creosote.     With  either  green  material,  and  with  either  the  creosote 
or  the  tar  and  creosote  mixture,  bleeding  was  greatly  reduced  when  both  steam  and 
vacuum  treatments  were  applied.     It  will  be  noted  that  the  loblolly  pine  bled  very 
much  more  than  the  long-leaf  pine  when  no  preliminary  vacuum  was  used.     When 
preliminary  vacuum  was  used,  the  absorption  could  not  be  controlled  and  40  lb  per 
cu  ft  were  absorbed.     While  the  percent  of  bleeding  was  reduced  the  total  amount  of 
bleeding  was,  therefore,  still  very  large.     Bleeding  was  materially  increased  when 
absorption  was  increased,  especially  when  more  than  16  lb  per  cu  ft  were  injected, 
or  when  the  tar  and  creosote  mixture  was  used.    The  effect  of  outside  pressure,  in- 
tended to  show  the  effect  of  the  expansion  of  blocks  in  the  street  on  bleeding,  did  not 
appear  to  have  much  influence  on  bleeding.     The  blocks  in  this  case  were  compressed 
in  an  Iron  clamp  until  the  wood  was  crushed.    This  extreme  condition  would  not  be 
reached  in  the  street.    Nevertheless,  bleeding  was  not  greatly  increased.     When  no 
preliminary  vacuum  or  steam  treatments  were  used,  the  blocks  treated  with  tar  mix- 
tures in  most  cases  bled  considerably  more  than  those  treated  with  creosote;   this 
was  true  regardless  of  species.     Steaming  blocks  prior  to  treatment  appeared  to  have 
a  very  marked  retarding  influence  when  tar  was  used.     The  tar  appeared  to  dry  in 
the  outer  pores  of  the  wood,  forming  a  mat  that  retarded  bleeding.    The  use  of  a 
final  steam  bath  did  not  influence  the  bleeding  materially,  but  removed  carbon  from 
the  surface  and  greatly  improved  the  appearance  of  blocks  treated  with  the  tar  mix- 
ture.   All  of  the  results  seem  to  indicate  that  bleeding  is  caused  to  a  large  extent  by 
the  expansion  of  air  in  the  wood  cells.     Other  contributing  causes  which  no  doubt 
aggravate  bleeding  are  expansion  of  the  preservative  in  the  wood,  external  pressure 
exerted  upon  the  blocks,  excessive  absorption  of  preservative  by  some  of  the  blocks, 
and  the  use  of  rapid  growth  woods.    Sapwood  is  also  a  factor,  largely  because  of 
the  excessive  absorption  of  oil  that  it  takes." 

Weiss  (7)  states,  that  "From  observations  and  tests  made  by  the  author  it  k 
believed  that  bleeding  can  be  eliminated  if  (1)  only  slow-grown  wood  is  used  for  the 
blocks;  (2)  if  green  timber  or  steamed  seasoned  timber  is  used;  (8)  if  a  strong  pre- 
liminary and  final  vacuum  is  drawn  before  and  after  the  oil  is  injected;  (4)  if  when 
tar  is  used  the  blocks  are  steamed  slightly  after  the  oil  is  injected;  (5)  if  the  penetra- 
tions are  made  complete;  (6)  if  impregnations  no  greater  than  16  lb  per  cu  ft  are 
given;  (7)  if  straight  coal  tar  creosote  or  coal  tar  creosote  containing  only  small  amounts 
of  carbon-free  tar  is  injected;  (8)  if  the  blocks  are  not  laid  too  close  together;  (9)  if 
excess  tar  or  pitch  is  not  poured  between  the  joints.  All  of  these  requirements  can 
be  easily  met  without  added  cost." 

It  would  seem  that,  without  question,  with  a  few  years  more  experience 
it  will  be  easy  to  determine  what  is  the  best  method  of  reducing  bleeding. 
The  conclusions  of  Weiss  seem  logical,  and,  as  he  states,  his  conditions 
can  be  complied  with  without  extra  cost. 

13.    Swelling 
The  bulging  of  wood  pavements  on  account  of  the  expansion  of  the 
has  caused  a  great  deal  of  trouble  and  has  retarded  to  quite  on 
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extent  the  use  of  this  material  in  pavements.  Wood  of  itself  is  a  very 
unstable  material,  changing  a  great  deal  according  to  its  moisture  content, 
and  it  is  necessary  to  have  the  blocks  so  treated  that  they  will  not  unduly 
expand  or  shrink  according  to  climatic  changes.  When  the  wood  pave- 
ments were  laid  in  Brooklyn,  N.  Y.,  in  1902  to  1904,  inclusive,  with  the 
creo-resinate  process,  provision  was  made  for  a  water  absorption  of  not 
more  than  3%,  without  any  expansion  joint  whatever,  and  on  the  streets 
'where  city  inspection  prevailed  no  trouble  from  expanding  or  bulging  has 
occurred. 

In  Germany,  in  order  to  overcome  the  swelling  or  bulging  of  the  pave- 
ment in  wet  weather,  in  some  cities  the  surface  of  the  pavement  is  kept 
moist  and  the  surface  tarred  so  that  the  water  cannot  penetrate  into  the 
blocks.  The  wood  pavements  of  Berlin  in  summer,  when  water  is  plentiful, 
are  watered  three  times  a  day. 

In  Paris  much  trouble  has  been  caused  by  this  bulging.  This  is  not 
strange  when  it  is  considered  that  up  to  1913  the  blocks  contained  only 
3  lb  of  oil  per  cu  ft.  Tur  (43),  the  Engineer  in  charge  of  wood  pave- 
ments in  Paris,  in  a  discussion  on  bulging,  says: 

"In  practice  it  is  impossible  to  foresee  the  circumstances  under  which  any  road 
will  absorb  water  and  will  expand.  The  phenomenon  depends  on  the  quality  of  the 
wood,  the  quantity  of  water  with  which  it  was  impregnated  at  the  moment  of  laying 
and  the  atmospheric  conditions  prevalent  from  that  time  on.  Thrusts  are  usually 
exerted  perpendicularly  to  the  axis  of  the  road.  They  usually  displace  the  sidewalk, 
curbs,  and  quite  often  the  tracks  of  the  tramways.  Sometimes,  too,  they  manifest 
themselves  in  a  longitudinal  direction  by  more  or  less  extended  uplifting*  of  the  entire 
pavement.  The  displacement  of  the  curbs  and  the  parts  near  the  flagging  never 
cause  any  noteworthy  trouble,  nor  do  the  partial  liftings  of  the  wood  pavement.  The 
danger  of  damage  from  this  cause  can  be  reduced  by  sprinkling  the  blocks  thoroly 
before  laying  them.  In  order  to  facilitate  repairing  of  the  sidewalks,  a  joint  filled  with 
sand  is  made,  as  we  have  already  said,  along  the  curbs.  As  for  the  liftings,  which 
occur  more  rarely,  they  are  easily  removed  by  extracting  one  or  two  rows  of  blocks. 
Unfortunately  the  system  which  will  render  wood  pavements  entirely  harmless  has  yet 
to  be  found.  The  effect  of  sprinkling  the  blocks  before  laying  can  never  be  other 
than  temporary,  and  it  is  often  ineffective." 

Experience  in  the  United  States. 

Roberts  (84)  has  given  the  following  facts  relative  to  a  striking  example  of  expan- 
sion in  wood  pavement  which  occured  in  1911  in  the  City  of  Longview,  Texas.  The 
street  paved  had  a  roadway  of  70  ft,  and  contained  16  000  sq  yd.  The  pavement  was 
laid  with  a  great  deal  of  care  on  a  concrete  foundation,  with  a  1-in  sand  cushion  and 
a  2-in  expansion  joint  on  each  side  of  the  roadway.  The  summer  of  1918  was  exceed- 
ingly hot  and  dry,  there  being  ho  rain  for  65  days  prior  to  Sept.  7,  when  a  severe  rain 
storm  set  in,  which  continued  for  8  days,  during  which  time  9.87  in  of  rain  fell.  On 
the  second  day  of  the  rain  the  blocks  began  to  swell,  so  that  street-car  traffic  was 
stopped  and  ordinary  street  traffic  seriously  hampered.  The  breaking  up  of  the 
pavement  extended  transversely  and  longitudinally  along  the  street,  the  failure  across 
the  roadway  being  the  greater.  The  expansion  across  the  roadway  was  measured 
and  was  found  to  be  about  %%  in.  On  Sept.  14,  when  the  storm  was  nearly  over, 
three  sample  blocks  were  taken  and  weighed,  the  mean  weight  being  56.9  lb  per  cu 
ft.  On  Oct.  6,  after  28  days'  drying  at  an  even  temperature  of  21°  C  (70°  F),  these 
three  sample  blocks  were  again  weighed,  on  the  same  scales,  and  showed  an  average 
weight  of  47.4  lb  per  cu  ft.  From  over  9  in  of  rain  these  blocks  had  absorbed  an  average 
of  9H  lb  of  water  per  cu  ft.  After  drying  14  days  more  a  further  loss  of  4.8  lb  was 
shown,  the  mean  weight  then  being  48.1  lb  per  cu  f t,  a  total  loss  of  18.8  lb  per  cu  ft 
after  37  days'  drying. 

The  causes  of  the  phenomena,  in  the  order  of  their  importance,  were  decided  to 
be:  (1)  Extreme  weather  conditions  of  66  days'  drought  followed  by  8  days  of 
rain  in  which  9.87  in  fell;  (2)  the  removal  of  the  protective  sand  covering  too  boot 
after  the  completion  of  the  pavement;  (8)  the  use  of  extremely  fine  sand  for  the  cushi' 
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(4)  laying  the  blocks  too  tight;  (5)  neglect  to  sprinkle  and  oO  at  interval*;  (6)  pw 
ment  of  this  type  too  vide  (70  ft)  for  the  traffic  that  it  has  to  carry. 

Green  (22),  reporting  further  on  this,  states  that  the  timber  was  treated  wJ 
20  lb  per  cu  ft  of  creosote  oil  having  a  specific  gravity  of  1.06.  The  timber  itself  n 
almost  entirely  short-leaf  yellow  pine,  weighing  about  32  lb  per  cu  ft  when  sea snrni 
The  blocks  were  laid  close,  but  were  not  tightly  driven  as  a  rule.  The  joints  betwe 
the  blocks  and  rows  were  filled  with  sand.  When  the  blocks  were  eramiwed  it  w. 
found  that  nearly  60%  of  the  original  oil  with  which  they  were  treated  had  evaporate 

Howell  (26a)  states  that  the  Newark  specifications  provide  for  expansion  as  follow 
"(1)  By  providing  for  expansion  joints  along  the  curbs,  1>£  in  wide,  to  be  filled  wit 
a  suitable  bituminous  filler  capable  of  passing  a  good  penetration  test;  (2)  by  layfe 
the  blocks  comparatively  loose  in  the  pavement  in  order  not  to  have  any  tight  joint 
sand  being  carefully  broomed  into  the  joints;  (8)  by  soaking  all  of  the  blocks  in  40  < 
60  barrels,  used  as  tubs,  in  which  the  blocks  were  required  to  be  submerged  In  wato 
for  10  min  before  laying." 

The  theory  of  soaking  the  blocks  in  water  is  undoubtedly  that  they  will  expand,  i 
that  after  being  laid  in  the  pavement  any  further  expansion  will  not  cause  bolgini 
If  this  treatment  should  be  satisfactory  it  would  be  a  simple  matter  to  provide  for  i 
but  it  would  hardly  seem  that  a  block  treated  with  18  lb  of  creosote  oil  would  in 
to  any  appreciable  extent  by  an  immersion  of  10  min  in  water.  Howell  stated  tat 
up  to  Dec.,  1914,  there  had  been  no  real  trouble  on  account  of  bulging,  except  aloe, 
the  railroad  tracks  where  the  water  got  under  the  blocks. 

Teesdale  (41a)  states  regarding  experiments  on  swelling,  that  "The  first  sera 
was  made  to  determine  the  effect  on  swelling  of  various  percentages  of  tar,  and  ate 
of  free  carbon  in  mixtures  of  tar  and  creosote.  The  second  series  was  made  to  deter 
mine  the  influence  of  varying  the  method  of  treatment  on  swelling.  All  of  the  Mock 
in  the  first  series,  and  one-half  of  those  in  the  second  series,  were  soaked  in  wsts 
after  treatment  until  they  ceased  to  expand.  In  order  to  correlate  these  results  man 
closely  with  service  conditions,  the  remainder  of  the  blocks  in  the  second  series  were 
therefore,  placed  on  the  sand  cushion  and  sprinkled  with  water  twice  each  day  nsti 
they  ceased  to  change  in  size.  Two  sticks  of  thoroly  air-dried  long-leaf  pine  wen 
cut  into  blocks  4  by  4  by  8  in.  After  the  blocks  were  cut  they  were  piled  in  the  labor* 
tory  for  several  months  before  treatment  to  insure  a  uniform  moisture  eondioom. 
For  each  treatment  given  one  block  was  used  from  each  stick*  thereby  giving  tea 
blocks  treated  with  the  same  preservative. 

"The  following  preservatives  were  used  in  this  experiment: 

1.  A  coal  tar  creosote  having  a  specific  gravity  of  1.07  at  80°  C  (140°  F).  The  sum 
as  used  in  the  bleeding  test. 

2.  A  by-product  coke-oven  tar  containing  6%  of  free  carbon  and  having  a  specific 
gravity  of  1.184  at  60°  C  (140°  F).    The  same  as  used  in  the  bleeding  tests. 

8.  A  by-product  coke-oven  tar  containing  16%  of  free  carbon  and  having  a  specific 
gravity  of  1.282  at  60°  C  (140°  F). 

4.  A  gas-house  tar  containing  80%  of  free  carbon  and  having  a  specific  gravity  of 
1.273  at  60°  C  (140°  F)." 

After  detailing  the  methods  of  conducting  his  work,  in  the  discussion  of  his  renin 
he  says:  "It  is  evident  that  the  rate  of  swelling  wm  considerably  retarded  in  tot 
treated  blocks,  and  that  the  maximum  swelling  was  not  as  great  as  that  obtained  n 
untreated  blocks.  The  maximum  swelling  of  untreated  wood  was  reached  in  40  dap, 
while  from  6  to  10  months  were  required  to  reach  a  maximum  in  the  treated  blocks. 
Blocks  treated  with  mixtures  of  carbon-free  tar  and  creosote  showed  a  slower  rate  of 
swelling  as  the  percent  of  tar  in  the  mixture  increased;  this  was  not  marked,  nowewr, 
until  from  60  to  75%  of  tar  was  used  in  the  mixture.  In  most  cases  the  uuutinran 
swelling  of  blocks  treated  with  tar  mixtures  was  from  10  to  26%  less  than  in  thoe 
treated  with  creosote.  There  was  also  considerable  difference  in  the  amount  of  sweOiag 
obtained  in  blocks  treated  with  different  kinds  of  tars.  Air-dry  long-leaf  pine,  grew, 
long-leaf  pine,  and  air-dry  rapid  growth  loblolly  pine  were  used.  Ail  of  the  blocb 
were  cut  from  the  heart-wood.  The  seasoned  material  was  obtained  in  an  air-dry 
condition,  and  after  being  cut  into  blocks,  was  seasoned  in  the  wood  preaenutMS 
laboratory  for  several  months  before  being  treated.  Creosote,  and  a  mixture  of  50% 
creosote  and  60%  by-product  tar  were  used.  Thee©  oils  were  the  same  as  those  used  fa 
*>"»  bleeding  tests.    The  following  treatments  were  made  with  each  nreienratrfs  os 
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long-leaf  pine,  using  10  lb  and  16  lb  per  cu  ft  absorptions  in  each  case:  (1)  No 
preliminary  or  final  vacuum;  (?)  preliminary  but  no  final  vacuum;  (3)  final  but  no 
preliminary  vacuum. 

"The  results  are  not  very  consistent,  but  they  indicate  that  the  air-seasoned  long- 
leaf  pine  blocks  treated  with  either  oil  did  not  swell  as  much  if  given  a  preliminary 
vacuum,  as  when  no  vacuum  period  or  final  vacuum  was  given.  Also  that  blocks 
treated  with  the  creosote  and  tar  mixture  swelled  less  than  those  treated  with  creosote, 
unlets  a  preliminary  vacuum  was  used.  No  difference  in  swelling  wss  indicated  be- 
tween the  104b  and  the  16-Ib  treatment  except  that  the  results  obtained  from  the 
latter  were  more  consistent,  due  probably  to  more  uniform  penetration.  There  is 
no  indication  that  increasing  absorption  decreases  swelling  in  either  case.  In  general, 
the  blocks  treated  with  the  creosote  and  tar  mixture  swelled  less  than  those  treated 
with  creosote  alone.  Similar  tests  were  made  on  green  blocks.  Practically  no  swelling 
was  noted.  Measurements  were  made  on  a  few  of  the  blocks  placed  on  the  sand  cushion 
to  determine  the  difference  in  swelling  between  the  top  and  bottom  of  the  blocks.  In 
all  of  the  previous  tests  the  tacks  were  placed  1  in  from  the  bottom  face.  In  this  test, 
additional  tacks  were  placed  1  in  from  the  top.  The  curves,  as  well  as  the  appearance 
of  the  blocks  themselves,  show  very  strikingly  the  greater  amount  of  swelling  that 
occurred  in  the  bottom  of  the  blocks.  This  in  some  cases  is  very  probably  a  cause  of 
budding,  especially  where  the  pavement  has  considerable  crown,  due  to  the  upward 
force  liable  to  be  exerted  if  the  bottom  of  each  block  expands  more  than  the  top. 
This  is  liable  to  occur  if  water  penetrates  the  filler  and  reaches  the  sand  cushion." 

Among  his  conclusions  he  gives:  ''Increasing  the  absorption  of  oil  above  10  lb  per 
cu  ft  had  but  little  influence  in  reducing  swelling.  No  swelling  was  obtained  in  blocks 
treated  in  the  green  condition.  It  was  possible  to  obtain  the  desired  absorption  by 
increasing  the  time  and  pressure  of  the  treatment  as  the  percentage  of  tar  was  increased. 
The  penetration  of  preservative  was  more  uneven  as  the  percentage  of  the  tar  in  the 
mixture  was  increased.  The  decrease  in  swelling  obtained  by  varying  methods  of 
treatment,  or  by  using  tar  mixtures,  does  not  seem  to  be  sufficient  in  itself  to  prevent 
expansion  in  street  pavements.  The  use  of  green  material  was  the  most  effective  of 
the  methods  tested.  These  tests  seem  to  indicate  that  long-leaf  pine  paving  should 
be  treated  in  the  green  condition  after  being  well  steamed.  All  blocks,  even  if  thoroly 
air-seasoned,  should  be  well  steamed.  While  it  is  true  that  a  preliminary  and  final 
vacuum  greatly  retarded  bleeding  and  to  some  extent  the  swelling  of  air-seasoned 
wood,  a  preliminary  vacuum  will  tend  to  make  the  absorption  of  oil  too  rapid  during 
treatment,  resulting  in  uneven  penetration.  A  steaming  period  is,  therefore,  advisable 
to  render  the  absorption  less  rapid  and  allow  a  longer  and  more  intense  pressure  period 
to  be  applied.  Furthermore,  if  seasoned  blocks  are  steamed,  they  will  take  up  moisture 
and  expand  and  should  be  less  liable  to  give  trouble  from  swelling  after  laying  in  the 
street.  For  these  reasons  it  would  be  preferable  to  treat  green  material  when  it  is 
possible  to  obtain  it." 

He  also  says  that  if  the  blocks  cannot  be  laid  soon  after  treatment,  they  should  be 
covered  and  perhaps  wet  down  occasionally  to  prevent  them  from  drying  out.  Also, 
that  absorptions  of  over  16  lb  per  cu  ft  hardly  seem  necessary;  that  the  reason  why 
some  pavements  bleed  while  others  do  not  may  be  often  traced  to  the  method  used 
in  treatment;  that  the  tests  do  not  indicate  that  the  use  of  tar  mixtures  will  prevent 
swelling,  altho  they  tend  to  retard  it;  that  the  tests  indicate  that  increasing  the  absorp- 
tion of  oil  above  10  lb  per  cu  ft  does  not  tend  to  appreciably  decrease  swelling;  that 
in  drawing  up  specifications  for  treating  blocks  the  waterproofing  effect  of  the  oil 
should  not  receive  much  consideration,  the  main  points  to  be  considered  being  to  have 
sufficient  oil  of  a  good  grade  to  obtain  a  thoro  penetration  in  order  to  avoid  decay, 
and  to  specify  a  method  of  treatment  that  will  not  cause  the  blocks  to  bleed.  The 
tests  also  indicate  that  swelling  should  be  controlled  principally  by  having  the  blocks 
in  the  green  condition  when  laid  in  the  street,  and  by  taking  special  care  with  the  filler 
and  method  of  laying  so  that  water  will  not  penetrate  to  the  bottom  of  the  blocks. 

Weiss  (7),  in  speaking  of  expansion,  says:  "It  is  wasted  effort  to  try  and  make 
the  blocks  non-expansive,  for  no  matter  how  much  oil  is  forced  into  them  they  will 
absorb  more  or  less  water  in  time.  Furthermore,  the  oil  and  wood  will  expand  due  to 
rise  in  temperature.  Best  practice,  therefore,  is  to  keep  the  absorption  of  water  to 
a  minimum  by  proper  treatment  and  to  allow  for  expansion  by  carefully  laying  th~ 
pavement  as  described  above," 


advisable  not 
2%  without  > 
rule,  however 


1058  Wood  Block  Pavements  Sect.  18 

14.    StipperineM 

One  of  the  (crest  objections  to  wood  pavement  is  its  slipperinom.      This 
is  s  valid  objection,  as  creosoted  wood  pavement  is  probably  more  slippery 
than  any  other  kind  of  pavement.    This,  however,  depends  a  great  deal 
upon  conditions,  as  if  the  pavement  be 
dry,  there   is  no  trouble  whatever,  but 
when  somewhat  moist,  especially  if  not 
clean,  there  is  apt  to  be  trouble  on  ac- 
count  of   lack   of   foothold   (or   horses. 
So  that,  in  considering  this  material  for 
a  street,  special  care  must  be  given  to  a 
study   of  conditions,  the  rate  of  grade, 
and  the  amount  and  character  of  traffic 
_  It  may  be  said  that  in  the  west,  especially 

*  at  Minneapolis,  Minn.,  sod  Great  Falls, 

Mont.,  very  little  trouble  has  been  experienced 
on  account  of  alipperiness.  This  may  be  due  to 
the  natural  dryness  of  the  atmosphere.  In  New 
York  City,  however,  slipperiiiess  on  wood  pave- 
ments is  verv  observable.     In  such  a  climate  it  is 

u>  lay  wood  on  grades  of  more  than  ptg,  4 

ome  special  treatment.     This  general 

can  be  modified  if  the  street  is  one  that  does  not  have  a  large 
itinuous  traffic,  or  if  the  traffic  can  be  easily  diverted  in  case  of 
emergency  to  adjacent  streets.  On  such  a  street  the  few  days  in  the  year 
when  a  wood  pavement  would  be  slippery  would  not  be  so  important,  but 
where  a  street  is  used  constantly  by 
heavy  traffic  every  day  despite  the , 
weather,  it  is  extremely  noceeBary  that 
every  care  should  be  taken  to  prevent 
slipperineea.  There  are  several  ways, 
however,  of  mitigating  this  nuisance  of 
slipperiness.  In  foreign  countries  the 
practice  of  sprinkling  the  pavements 
with  sand  is  much  more  general  than  in 
Fig.  S  the   United  States.     The   wood   pave- 

ments abroad,  too,  are  softer,  so  that 
sand  or  gravel  spread  upon  the  pavement  is  driven 
into  tie  blocks  by  the  traffic  to  a  much  greater  ex- 
tent than  would  be  the  rase  with  the  yellow  pine 
blocks  of  America.  The  officials  of  American  cities 
have  not  generally  taken  up  the  plan  of  sanding  the 
streete  when  slippery.  If  this  were  done  systemat- 
ically much  of  the  trouble  which  occurs  from  slip- 
periness would  be  avoided,  without  much  expense.  aassr^Mt 

Kreollte.    A  form  of  wood  pavement  that  has  recently 
come  into  uk  In  tbl*  country  is  known  H  Kreolite.     The  "C-* 

blocks  am  the  am  u  those  lor  ordinary  wood  pavement, 

eiceptinr  that  they  have  lugs  on  one  side  and  one  end  about  %  in  long.     The  object 
of  the  luff  U  to  Kpsrate  the  courses  so  that  the  pavement  will  not  be  k  slippery,  sod 

-  that  the  lues  will  crush  and  so  take  up  the  natural  expansion  of  the  block  itself. 
■re venting  bulging  In  the  pavement.    It  is  also  rJ 
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over  12  lb  per  cu  ft  fa  mainly  to  prevent  bulging  of  the  pavement,  with  this  system 
a  much  leas  amount  of  preservative  can  be  used,  thus  cheapening  the  pavement  in 
that  respect.  This  pavement  has  been  used  to  quite  an  extent  on  bridges  and  in 
certain  cities  of  the  central  west.  Fig.  8  shows  a  portion  of  this  pavement  laid, 
and  Fig.  4  one  of  the  blocks.  A  device  which  has  been  gotten  up  to  prevent  slipping 
consists  of  grooving  the  upper  face  of  the  block  and  inserting  in  the  groove  a  steel 
grid  so  that  its  top  will  come  just  above  the  surface  of  the  block  itself.  When  this 
pavement  is  laid  on  grades  which  are  somewhat  too  heavy  for  the  ordinary  wood 
block,  every  third  course  is  laid  with  the  gridded  blocks;  but  if  the  grade  is  very  steep, 
every  other  course  is  laid  with  the  grids.  The  extra  cost  of  this  pavement  is  about 
66  cents  per  sq  yd  when  one  course  in  three  is  used  with  the  grids,  and  $1  per  sq  yd 
when  every  other  course  is  gridded.  The  blocks  are  treated  in  the  usual  way,  the 
grids  being  simply  to  afford  a  foothold  for  the  horses.  Fig.  5  shows  a  portion  of  a 
pavement  laid  with  three-and-one  courses,  and  Fig.  6  a  block  with  the  grid  inserted. 

16.    Maintenance  Cost  Data 

Observations  made  by  the  Bureau  of  Highways,  Borough  of  Manhattan, 
New  York  City,  show  a  wear  on  the  granite  pavement  on  the  approach 
to  the  Brooklyn  Bridge  of  0.0490  in  per  100  tons,  but  for  the  wood  pave- 
ment on  the  Queensboro  Bridge  a  wear  of  0.0203  in  per  100  tons;  on  the 
Washington  Bridge,  0.0231;  on  the  Metropolitan  Ave.  Bridge,  0.0231; 
on  the  Meeker  Ave.  Bridge,  0.0300.  On  20  London  streets  paved  with  wood 
the  wear  was  reported  as  0.0615  in  per  100  tons,  and  on  the  Minneapolis, 
Minn.,  experimental  pavements,  previously  referred  to,  0.0222.  It  will  be 
noticed  that  the  wear  on  the  wood  pavement  of  this  country  is  very  uniform, 
and  that  it  is  about  one-half  the  wear  on  the  granite  pavement,  and  one- 
third  the  wear  on  the  London  pavements.  This  is  not  surprising  for-  the 
London  pavements,  as  the  wood  there  is  much  softet  and  wears  more 
rapidly  than  American  wood.  It  is,  however,  somewhat  surprising  that 
the  wood  Bhould  wear  less  than  the  granite. 

Minneapolis,  Minn.  (19d).  "The  following  is  the  cost  in  cents  per 
square  yard  per  year  for  repair*  of  creosoted  wood  block  pavements  in 
Minneapolis  for  the  various  years,  and  also  shows  the  total  yardage  in 
place  on  Jan.  1st  of  each  year: 


Year 

Total 
Sq  Yd 

Maintenance 

perSqYd 

in  Cents 

1907 

210  464 

312  815 

457  683 

600  922 

767  472 

928  726 

1  060  688 

1  196  932 

1  881  605 

1  616  819 

0.012 

1908 

0.086 

1909 

0.062 

1910 

0.064 

1911 

0.294 

1912 

0.162 

1913 

0.193 

1914 

0.264 

1916 

0.289 

1916 

0.064 

London.  The  cost  of  repairs  varies  very  much  with  the  method  of  making  them. 
A  contract  was  made  to  keep  Piccadilly  and  part  of  Kings  Road  in  repair  for  15  years 
for  3s.  (78  cents)  per  yd  per  year,  when  the  Engineer  estimated  that  its  cost  would 
not  be  mors  than  2s  (49  cents).  The  annual  cost  per  square  yard  for  a  plain  deal, 
spread  over  16  years,  ran  Is.  8Jid.  (82  cents),  with  a  traffic  of  279  tons,  to  8s.  2d.  (77 
cents)  for  improved  pitch-pine,  with  a  traffic  of  668  tons  per  yd  per  day.  These  figures 
in  1884.    In  1883  a  portion  of  the  Buston  Road  was  paved  with  wood; 
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68  It  with  yellow  deal,  62  with  Karri,  49  with  yellow  deal,  and  68  with  Jarrah.  After 
3  yean'  time  the  wear  was  found  to  be  1/4  in  on  Jarrah  and  Karri,  and  1  3/s  in  on  the 
deaL  From  observation*  taken,  the  traffic  was  found  to  be  575  544  tone  per  yd  of 
width  per  annum.  On  another  portion  of  the  nan  road  the  wear  was  1/5  in  per 
annum  with  a  traffic  of  411318  tons.  Tottenham  Court  Road,  which  waa  paved 
with  Jarrah  blocks,  showed  only  1/4  in  of  wear  after  3  years*  with  greater  traffic  than 
Euston  Road,  and  on  the  Westminster  Bridge  Road,  after  nearly  7  yean  of  wear,  the 
Jarrah  blocks  had  worn  from  1  Vie  to  1  l/s  in,  with  a  traffic  of  from  288  to  334  tons  per 
ft  of  roadway  in  12  hr. 

Paris,  in  1911,  spent  8902  989  for  the  maintenance  of  her  wood  pavements,  which 
was  nearly  33  cents  per  sq  yd  over  the  entire  surface.  This,  however,  provided  for 
renewals  as  well  u  repairs.  If  the  cost  of  repairs  only  were  considered  it  would  amount 
to  26  cents  per  sq  yd  over  the  entire  surface  maintained.  Some  idea  can  be  had  of  the 
traffic  of  the  Paris  streets  when  it  is  known  that  the  average  life  of  wood  in  that  city 
is  8  years,  and,  on  the  Arc  de  Champs  Elysees,  from  6  to  7  years  only. 

Petrograd.  The  wood  blocks  have  a  durability  on  an  average  of  3  yean.  It  ■ 
estimated  that  the  cement  layer  on  the  concrete  will  be  renewed  every  6  yean,  so  that 
the  annual  cost  of  a  wood  pavement  on  concrete  foundation  would  be  36  cents  per 
sq  yd.  While  the  wooden  foundation  does  not  wear  out,  it  does  rot  out,  a*  its  hie 
is  given  as  6  yean,  so  that  the  annual  cost  of  a  wood  pavement  on  a  wooden  founda- 
tion is  46  cents  per  sq  yd. 
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GENERAL  DATA 
1.    Historical  Development 

• 

As  stone  was  the  most  durable  natural  material  that  was  generally  known 
to  the  ancients  it  is  not  surprising  that  the  first  pavements  were  laid  of 
that  material.  Just  when  the  first  pavements  were  laid  is  uncertain,  but 
it  is  reported  that  stone  roads  were  built  between  1000  and  2000  B.  C. 
The  streets  of  Rome  were  said  to  have  been  paved  in  the  4th  or  5th  cen- 
tury after  the  founding  of  the  city,  while  the  first  pavements  in  Paris  were 
laid  about  1184,  when  the  city  had  a  population  of  about  200  000.  The 
Strand,  London,  was  ordered  paved  by  an  Act  of  Parliament  in  the  14th 
century,  and  the  streets  outside  of  the  city  in  the  16th  century,  altho  it  is 
stated  that  the  first  regular  pavements  were  laid  in  1533,  when  the  city 
bad  a  population  of  150  000.  It  might  seem  strange  in  these  days,  when 
a  modern  city  of  5000  people  thinks  it  is  not  progressive  unless  it  has  street 
pavements,  that  cities  should  attain  the  size  of  Paris  and  London  at  the 
time  mentioned  before  having  improved  streets,  but  in  explanation  it  must 
be  remembered  that  in  those  days  streets  were  not  used  for  vehicular  traffic, 
as  merchandise  was  generally  carried  on  horseback  and  people  were  taken 
about  the  cities  in  chairs.  As  late  as  100  years  after  the  reign  of  Queen 
Elizabeth  pack-trains  were  regularly  used  for  commerce  in  England. 

Character  of  Blocks.  The  early  pavements  were  constructed  of  large, 
irregular  stones,  without  much  regard  for  smooth  surfaces,  the  idea  being 
mainly  to  keep  what  traffic  did  use  the  streets  and  roads  out  of  the  ir"A 

intra 
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and  dust.  Figs.  1  and  2  show  the  character  of  stone  used  in  a  road  built  by 
the  Romans  on  the  Septimer.  While  built  of  irregular  stones,  these  roads 
were  very  substantial,  often  being  laid  in  mortar  and  being  really  solid 
masonry  constructions. 

The  streets  of  Pompeii,  disclosed  by  recent  excavations,  show  the  class 
of  stone  used  in  the  streets  of  that  city,  which  incidentally  are  probably 
the  oldest  pavements  that  have  been  seen  by  people  of  the 
present  day.     These  stones,  comprising  several  square  feet  in 
area,  were  undoubtedly  of  lava,  which  would  soon  become 
smooth  even  under  foot  wear.     They  were  laid   with   fairly 
close  joints,  but  their  condition  indicates  that  they  were  not 
laid  with  regard  to  vehicular  traffic.     The  roadway  was  nar- 
row, and  at  street  crossings  large  circular  stones  were  placed 
at  such  distances  apart  that  they  could  easily  be  used  by 
pedestrians,    but   which   would   practically   block   vehicular 
traffic.     In  some  instances  the  streets  were  so  narrow  that  only  one  step- 
ping stone  was  required,  but  on  other  streets  more  were  required. 

As  the  needs  of  traffic  and  civilization  increased  the  demand  arose  for 
improved  streets,  and  consequently  a  better  class  of  pavement,  which 
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required  better  blocks.  Even  after  the  blocks  began  to  be  improved  they 
were  of  large  size,  especially  in  the  Italian  cities.  Fig.  3  shows  a  typical 
street  in  Catania,  Italy.  The  blocks  of  which  the  pavement  is  laid  are 
of  hard  lava,  16  by  20  in  in  size  and  8  in  thick.  In  Palermo,  Sicily,  blocks 
were  used  to  within  quite  recent  date  18  by  24  in  on  top  and  from  8  to 
10  in  deep,  while  in  Tries t,  Austria,  they  were 
from  24  to  60  in  in  length,  12  to  18  in  in  width 
and  6  to  10  in  deep,  anpl  in  Milan,  Italy,  they 
were  also  very  large.  When  the  Forum  Traja- 
num  was  cleaned  by  the  French  in  1813  pavements 
were  found  on  an  average  of  12  ft  below  the  sur- 
face. The  stones  in  the  pavements  were  polyangular 
in  shape,  and  were  from  4  to  5  sq  ft  in  size,  and  12 
to  14  in  deep,  laid  with  close  joints.  Modern  blocks 
in  Rome  are  described  as  being  two  cubes  long,  and, 
when  set  up,  as  having  an  area  of  10  sq  in.  This 
would  give  a  block  about  7  in  long,  3^  in  deep,  and 
3H  in  wide. 

Square  granite  blocks  were  first  used  in  Westminster,  England,  in  1761, 
and  in  London  in  1776. 

In  1912  streets  in  New  Orleans,  La.,  were  paved  with  blocks  approxi- 
mately 2  ft  long  and  1  ft  wide.     These  blocks  were  said  also  to  be  1  ft 
^*"*n.  go  they  could  be,  and  were,  turned  over  and  relaid  when  the  original 
became  rough.     These  blocks  came  to  New  Orleans  in  vessels  as 
ome  having  been  used  for  60  years,    In  1849  Broadway,  New  York 
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City,  was  paved  as  far  north  as  Franklin  St.  with  what  was  called  Russ 
blocks.  These  blocks  were  from  2  to  3  ft  square.  About  5  years  after 
this  pavement  was  laid,  it  became  so  slippery  that  it  was  necessary  to 
cut  grooves  in  the  blocks  to  give  horses  a  foothold.  Large  blocks  were  not 
satisfactory,  as,  unless  laid  absolutely  even  and  with  close  joints  and  on  a 
solid  foundation,  under  traffic  they  would  soon  become  uneven  and,  unless  of 
a  particularly  gritty  character,  would  become  smooth  and  slippery.  Their* 
use,  therefore,  was  discontinued  in  progressive  cities,  as  they  could  not  be 
considered  desirable  from  any  standpoint. 

In  the  course  of  development  blocks  of  smaller  size,  approximately  0 
and  7-in  cubes  were  adopted  in  Europe  and  eventually  in  this  country, 
taking  the  place  of  the  cobblestone  and  forming  the  improved  pavement. 
Later,  came  the  modern  oblong  block,  which  was  laid  in  New  York  City 
about  1877. 

Guidet  Pavement  In  1866  a  patent  was  issued  to  Charles  Guidet  for  laying  granite 
pavement,  the  distinctive  points  of  the  pavement  upon  which  the  patent  was  baaed 
being:  (1)  Stones  are  bounded  by  six  faces,  the  two  opposite  faces  being  parallel  with 
each  other;  (2)  the  width  of  the  joints  running  transversely  to  the  street  is  compara- 
tively wide;  (3)  the  width  of  the  joints  running  longitudinally  to  the  street  is  com- 
paratively narrow.  A  portion  of  Atlantic  Ave.,  Brooklyn,  N.  Y.,  was  improved  with 
thia  pavement,  and  blocks  measured  there  were  found  to  be  from  18  to  20  in  long  and 
from  6  to  6  in  in  width. 

2.    Foundations  and  Crowns 

Foundations.  Practically  all  large  cities  at  the  present  time  are  using 
cement-concrete  foundations.  Vienna  and  Paris  are,  however,  exceptions. 
The  latter  city  in  1913  had  but  8%  of  its  stone  block  pavement  laid  on 
concrete.  It  is  assumed,  therefore,  that  all  stone  block  pavements  are 
laid  on  a  concrete  base.  The  thickness  and  composition  of  this  base  should 
depend  upon  the  character  of  the  traffic  it  sustains.  If  a  pavement  is  prac- 
tically a  masonry  construction,  so  that  it  is  one  broad  sheet,  the  weight 
will  be  distributed  over  the  base  and  not  cause  a  great  pressure  upon  any 
small  portion.  If,  however,  the  blocks  are  not  firm,  so  that  a  wheel  load 
is  liable  to  be  transmitted  from  a  block  directly  to  the  base,  more  careful 
attention  must  be  given  to  the  foundation.  In  Glasgow,  where  loads  of 
100  tons  are  carried  upon  wheeled  vehicles,  no  thicker  base  than  6  in  is 
ever  used.  It  should  be  said,  however,  that  the  wheels  upon  which  these 
loads  are  carried  have  tires  15  or  16  in  wide,  so  that  even  with  the  heavy 
loads  the  weight  is  distributed  over  a  considerable  surface.  It  would  seem, 
as  a  general  proposition,  that  on  a  pavement  where  such  loads  were  liable 
to  be  borne  at  very  frequent  intervals,  special  provision  should  be  made 
for  the  foundation. 

Crowns.  Very  few  engineers  agree  as  to  the  exact  amount  of  crown 
to  be  given  to  a  pavement,  and  they  also  vary  it  according  to  the  char- 
acter of  the  ma.terial.  A  pavement  is  laid  in  a  street  for  use,  and  if  it 
could  be  kept  an  absolutely  horizontal  plana  it  would  be  more  desirable 
for  traffic.  It  is  necessary,  however,  to  give  it  some  crown  in  order  to 
have  the  water  run  to  the  gutters.  Any  excess  of  crown  beyond  this  re- 
quirement reduces  the  efficiency  of  the  street  to  a  certain  extent.  The 
worst  possible  way  a  horse  can  slip  is  sidewise,  and  for  that  reason  the 
transverse  slope  should  be  kept  as  slight  as  possible  to  allow  the  water 
to  flow  to  the  sides  freely.  Formulas  have  been  worked  out  by  different 
engineers  correlating  the  width  of  the  roadway  with  the  longitudinal  grade, 
so  that  on  a  steeper  grade  the  crown  might  be  made  lighter.    It  w< 
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seem,  however,  that,  as  the  only  object  of  the  crown  is  to  allow  the  water 
to  flow  freely  to  the  sides,  a  slope  that  would  permit  this  on  a  light  grade 
would  not  be  detrimental  to  traffic  on  any  grade,  and  it  does  not  seem 
that  there  is  any  necessity  of  elaborate  formulas  to  determine  this. 
Fig.  4  represents  the  half  cross-section  of  a  stone  block  pavement. 

Crowns  for  Different  Widths  of  Roadway.  Assuming  the  roadway  of  the  street  to 
be  80  ft  wide,  and  adopting  a  total  crown  of  4  in,  which  does  not  inconvenience  travel, 
the  fall  towards  the  gutter  of  the  central  one-third  will  be  at  the  rate  of  9  in  per  100 
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ft,  which  is  sufficient  for  drainage;  the  fall  of  the  second  one-third  towards  the  gutter 
will  be  at  the  rate  of  27  in  per  100  ft;  while  that  of  the  one-third  adjacent  to  the  curb 
will  be  at  the  rate  of  44  in  per  100  ft.  Of  course,  the  center  of  the  roadway  would 
be  comparatively  flat,  but  the  rates  above  given  will  give  sufficient  drainage,  shaft 
possibly  6-in  crowns  could  be  used  without  damage  with  a  stone  block  pavement 
Table  I  gives  the  fall  from  the  center  to  the  gutter  of  each  third  of  the  roadway,  with 

Table  I 
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different  widths  and  with  different  crowns.  Under  the  heading  of  80-ft  roadwayi 
figures  are  given  for  the  6-in  crown  as  well  as  the  4-in,  showing  how  very  materially 
the  side  slope  increases  with  the  crown,  and  this  side  slope,  in  slippery  weather,  k 
much  more  damaging  to  horses  than  a  straight  horizontal  slope.  These  figures  are 
recommended  as  the  proper  crown  on  all  level  streets  of  improved  pavements,  except 
the  6-in  crown  on  a  30-f t  roadway.  The  curve  of  the  pavement  is  in  reality  a  para- 
bola, but  in  the  distance  used  is  practically  a  circle.  It  can  be  best  laid  out  on  the 
crown  by  stretching  a  Hne  from  curb  to  curb,  and  measuring  the  ordinates  down  from 
the  line  at  any  desired  interval  according  to  the  width  of  the  street.  The  length  of 
the  ordinate  can  be  determined  by  the  simple  formula  O  —  C  iDfR)\  in  which  D  b 
equal  to  the  distance  from  the  center  to  any  point  in  feet,  R  equals  one-half  of  the 
width  of  roadway,  C  equals  the  crown  in  inches,  and  O  equals  the  ordinates  in  inches. 

Relation  of  Crowns  and  Gutters.  The  foregoing  principles  will  work  out  satisfac- 
torily when  the  curbs  are  set  at  the  same  level  on  both  sides  of  the  street.    It  often 

-~ans,  however,  that  on  side  hills  where  the  natural  slope  of  the  ground  is  cdnaid- 

'  it  is  impracticable  to  have  the  curbs  on  the  longitudinal  streets  at  the  same 

on,  and  sometimes  there  is  a  difference  of  1H  or  2  ft.    In  an  old,  improved 
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■action  it  is  extremely  difficult  to  vary  conditions,  much  in  repaying  without  undue 
damage  to  private  property.  Slight  inequalities  in  the  curb  are  not  very  objection- 
able, and  they  can  be  equalised  to  a  great  extent  by  varying  the  depth  of  the  gutters. 
On  an  ordinary  roadway  30  or  40  ft  wide,  the  depth  of  the  gutter  should  not  be  over 
5  or  6  in.  If,  however,  the  roadway  be  wider,  it  will  possibly  be  advisable  to  make 
the  gutter  deeper,  but  only  in  very  exceptional  cases  should  it  be  allowed  a  depth 
of  9  in;  and,  on  account  of  the  liability  of  overflow  in  case  of  heavy  storms,  it  should 
not  nave  a  depth  of  less  than  4  in,  except  under  extraordinary  conditions.  Too  deep 
a  gutter  also  makes  too  great  a  step  for  pedestrians.  If  it  should  be  assumed,  then, 
that  the  minimum  depth  is  4  in  and  the  maximum  9  in,  a  difference  of  elevation  of 
the  curbs  of  5  in  can  be  overcome  by  making  the  depth  of  the  gutter  on.  the  high 
side  9  in  and  on  the  low  side  4  in.  This  would  make  the  bottoms  of  the  gutters  at 
the  same  elevation.  This  method  can  be  pursued  on  roadways  40  ft  or  more  in  width 
even  when  there  is  a  foot  difference  in  the  elevations  of  the  curbs.  When,  however, 
the  difference  becomes  as  great  as  IH  or  2  ft,  another  method  must  be  used.  In 
such  a  case  by  making  the  highest  part  of  the  pavement  one-fourth  of  the  distance 
out  from  the  highest  curb,  and  then  sloping  regularly  to  the  low  side,  very  good  results 
can  be  obtained  with  a  roadway  of  40  ft.  In  a  case  like  this  the  height  of  pavement 
above  the  gutter  on  this  quarter  distance  out  from  the  curb  should  be  a  minimum 
elevation  above  the  gutter,  say  2  in,  which,  if  the  maximum  depth  of  gutter  be  used, 
would  make  the  highest  part  of  the  pavement  7  in  below  the  curb.  If  the  elevation 
of  the  lower  curb  were  2  ft  below  the  upper  and  a  minimum  of  4  in  in  depth  used,  there 
would  be  a  fall  from  the  highest  point  of  the  pavement  to  the  bottom  of  the  gutter 
on  the  low  side  of  21  in,  which  would  be  equivalent  to  giving  a  roadway  of  60  ft  a 
crown  of  21  in.  This  is  excessive,  and  not  desirable,  but  it  is  probably  the  best 
treatment  of  the  surface  that  can  be  given;  and  if  the  lower  curb  be  only  18  in  below 
the  higher,  the  fall  wfU  be  only  15  in,  which  will  not  be  particularly  objectionable. 

Effect  of  Car  Tracks  on  Crowns  and  Gutters.  This  plan  is  based  upon  the  under- 
standing that  no  street-car  tracks  exist  in  the  street.  When,  however,  tracks  are 
present,  the  problem  is  complicated  and  it  is  practically  impossible  to  give  a  satis- 
factory treatment  to  the  street  surface.  The  general  treatment,  however,  must  be 
the  same,  namely,  a  deep  gutter  on  the  high  side  and  a  shallow  one  on  the  low  side. 
While  the  rails  of  each  track  must  be  level,  it  does  not  follow  that  the  tracks  them- 
selves should  be  at  the  same  level,  altho  it  is  preferable  that  they  should  be.  If  the 
difference  between  the  two  curbs  be  excessive,  it  is  permissible,  tho  not  desirable,  to 
lay  the  two  tracks  at  a  difference  of  elevation  of  S  in,  and  it  often  happens  that  it  is 
necessary  on  the  high  side  to  have  the  fall  from  the  gutter  to  the  tracks.  On  a  40- 
ft  roadway  two  tracks  will  occupy  practically  15  ft  in  the  center,  leaving  but  12  ft 
on  each  side  of  the  tracks,  so  that  there  is  but  small  space  in  which  to  overcome  the 
difference  in  elevations  of  the  two  sides.  When  extreme  cases  exist,  great  care  should 
be  taken  to  get  every  advantage  possible  in  establishing  the  grades  of  the  tracks  so 
that  the  roadway  may  be  as  favorable  to  traffic  as  possible. 

MATERIALS 

8.    Physical  Properties  of  Rock  for  Stone  Blocks 

Id  order  to  make  a  good  paving  block,  stone  should  be  of  an  even  tex- 
ture, hard,  tough,  and  durable.  It  should  wear  smoothly,  so  that  the  sur- 
face of  the  pavement  will  be  practically  of  the  same  contour  even  after 
it  is  worn  down  to  a  considerable  extent.  This  last  quality  is  important 
and  an  exceedingly  difficult  one  to  obtain.  Apart  from  its  wearing  quali- 
ties, it  should  be  of  such  texture  as  to  break  smooth  and  easily,  so  that 
a  well-shaped  block  can  be  obtained  without  too  great  cost  for  labor.  It 
should  have  sufficient  crushing  strength  to  sustain  easily,  on  the  side  of  the 
blocks  used,  any  load  that  might  come  upon  it.  It  should  not  be  too 
hard,  otherwise  it  will  wear  smooth  and  be  slippery,  and  unless  the  blocks 
are  laid  with  close  joints  the  edges  wiH  round  off,  giving  the  block  the  so- 
called  turtle-back  appearance  and  make  the  pavement  rough  and  of  a 
cobblestone  character,  even  when  the  blocks  are  really  not  much  worn- 
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America,  stone  blocks  are  made  of  granite,  sandstone,  trap  rock,  and  lime- 
stone, altho  the  latter  two  are  used  to  so  slight  an  extent  that  they  need 
not  be  considered  seriously. 

Granite.  This  stone  is  found  very  widely  scattered  over  the  United 
States,  and  is  very  valuable  as  a  paving  material.  It  exists  largely  in 
New  England,  especially  on  the  coast.  It  breaks  freely  and  with  a  smooth 
fracture  in  most  varieties  so  that  it  is  easily  cut  up  into  the  desired  sixes 
for  paving  blocks;  and,  being  on  the  coast,  the  blocks  are  cheaply  trans- 
ported, so  that  this  material  is  used  to  a  great  extent  in  Boston,  New  York, 
Philadelphia,  and  other  cities  near  the  seaboard.  It  varies  considerably 
in  hardness,  and  in  some  cities  this  is  recognised  by  specifying  hard  granite 
and  soft  granite,  the  idea  being  that  on  streets  of  lighter  traffic  a  softer 
granite  is  not  only  just  as  good  but  preferable,  as  on  lighter  traffic  streets 
the  wear  is  not  so  great  and  the  blocks  maintain  a  smooth  surface  and  one 
that  is  not  slippery •  If.  however,  the  traffic  is  heavy,  the  hard  granite 
should  be  used,  and  the  slipperiness  prevented  as  much  as  possible  by  the 
joints  between  the  blocks. 

In  1897  Kent  Ave.,  Brooklyn,  N.  Y.,  was  paved  with  granite  on  concrete,  with  one 
of  the  best  granites  that  comes  to  the  New  York  market.  The  street  had  two  lines 
of  street-car  tracks,  and  was  used  at  that  time  to  a  great  extent  by  the  sugar  manu- 
facturers in  carting  sugar.  These  loads  weighed  from  6  to  8  tons,  and  were  generally 
driven  along  the  street  with  one  wheel  on  one  of  the  rails,  so  that  the  outside  wheels 
ran  in  the  same  place.  In  6  months  an  appreciable  rut  had  developed  in  the  blocks 
and  also  in  the  cross  walks,  and  employees  of  the  sugar  refineries  were  sent  upon  the 
street  to  divert  the  traffic.  Even  then  ruts  soon  developed,  as,  on  account  of  the 
car  tracks  and  the  heavy  loads,  it  was  not  possible  to  use  the  street  from  side  to  side 
as  it  could  have  been  used  had  there  been  no  tracks.  An  ordinary  granite  block  would 
have  lasted  a  very  short  time. 

A  so-called  granite,  but  really  a  jaspar,  was  used  in  Omaha,  Neb.,  after  paving 
work  was  begun  there  in  1883.  This  stone  was  exceedingly  hard,  but  did  not  break 
very  well,  and,  while  it  showed  almost  no  wear  under  traffic,  it  became  so  smooth 
that  long  before  it  was  worn  out  it  had  to  be  taken  up  on  account  of  its  extreme  slip- 
periness. 

Sandstone.  There  are  three  kinds  of  sandstone  used  to  quite  an  extent 
in  the  United  States:  That  which  is  known  as  Medina  sandstone,  found 
near  Rochester  and  Buffalo,  N.  Y.,  and  which  furnishes  the  material  for 
the  stone  pavements  of  those  cities  as  well  as  of  Cleveland;  the  Kettle 
River  sandstone,  which  is  found  in  Minnesota  and  is  used  to  quite  an  ex- 
tent in  St.  Paul,  Minneapolis,  and  vicinity;  the  Colorado  sandstone,  which 
comes  from  the  quarries  near  Denver  and  furnishes  the  stone  for  pave- 
ments in  that  city  and  in  Omaha,  Neb. 

Medina  Sandstone.  This  stone  is  generally  deep  brown  or  red  in  color, 
tho  sometimes  gray,  the  coloring  matter  being  oxide  of  iron.  The  prin- 
cipal quarries  are  located  between  Brockport  and  Lockport,  in  Monroe 
and  Niagara  Counties,  N.  Y.  It  is  found  in  thin  layers,  so  that  it  is  easily 
gotten  out  in  blocks  and  at  comparatively  low  cost.  It  has  good  crushing 
strength,  but  wears  much  more  rapidly  than  does  granite;  it  is  said,  how- 
ever, to  Irave  lasted  from  40  to  50  years  in  pavements  in  the  cities  where 
it  has  been  used.  It  varies  in  hardness  according  to  localities,  and  for  that 
reason,  when  used  in  pavements,  the  blocks  should  all  come  from  one 
quarry,  or  ledges  of  similar  formation,  so  that  the  blocks  will  be  of  the 
same  degree  of  hardness  and  the  wear  under  traffic  uniform.  These  blocks 
can  be  laid  so  ao  to  be  very  smooth,  and,  on  account  of  the  character  of 
-tones,  they  are  never  slippery. 

TWi  River  Sandstone,    The  quarries  from  which  this  stojae  is  ta^en 
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axe  situated  at  Sandstone,  Minn.,  about  half-way  between  Minneapolis 
and  Duluth.  The  stone  is  extremely  gritty  and  somewhat  harder  than 
the  Medina.  It  makes  an  exceedingly  durable  paving  block,  and  is  easily 
cut  with  smooth  faces  and  sides.  It  has  a  compressive  strength  of  from 
12  000  to  13  000  lb  per  sq  in.  It  is  extremely  popular  as  a  paving  material 
in  the  localities  to  which  it  is  tributary.  It  can  be  laid  with  close  joints, 
ao  that  a  very  smooth  surface  can  be  obtained  for  the  finished  pavement. 
Colorado  Sandstone.  This  stone  is  found  in  Boulder  County,  Col.,  to 
a  large  extent.  It  varies  in  color  from  gray  to  light  red,  according  to  the 
composition  of  the  iron  compounds,  altho  the  character  of  the  two  kinds 
is  practically  the  same.     It  is  found  in  layers  from  ^g  in  to  several  feet  in 

Table  IE. — Test  of  Physical  Properties  of  Granite  Blocks 


Material 


Granite* 

Granite* 

Granite* 

Altered  Syenite  Porphyry*  . . 

Ferruginous  Sandstone* 

Altered  Granite  Porphyry*  . . 
Granitef 


Granitef, 


Granitef. 


Granitef. 


Granitef. 


Granitef, 


Granitef. 


Granitef. 


Granite  (Sea  Green)  t 


Granite  (Bay  View  Gray)f  . 


Granite  (Rockport  Gray)f  . . 


Granite! 


Granite* 


Location 


Rion,  S.  C 

Stone  Mountain,  Ga.. 

Redgranite,  Wis. 

Salisbury,  N.  C 

Columbus,  Ohio , 


Mt.Airy,N.  C. 


Swans'  Island,  Me.  . . . 


Roberts'  Harbor,  Me. . 


Long  Cove,  Me. 


Waldoboro  Quarry,  Me. 


Waterford,  Conn. 


Vinal  Haven,  Me. 


Alexandria  Bay,  N.  Y. 


Rockport,  Mass. 


Rockport,  Mass. 


Rockport,  Mass. 


Barre,  Vt. 


Gloucester,  Mass.  . 


Crushing 
Strength 


25  790 

19  240 
38  880 
25  460 
21800 
42  480 
21528 
19884 

•  •  •  «  • 

15485 
19458 

•  ■  •  •  • 

24  826 
27  842 

•  •  •  •  • 

86895 
29862 

•  •  ■  •  • 

24658 
29847 

•  •  •  •  • 

26972 

29  670 

•  •  •  *  • 

29422 
27  908 

•  •  •  •  • 

21668 
22167 

•  •  ■  ■  • 

20960 
21280 

•  •  •  •  • 

28978 
81685 

■  *  •  •  • 

19128 

•  •  •  •  « 

25498 

20  000 
20222 
22  000 

25  980 


Hard- 
ness 


18.5 
18.2 
19.0 
19.2 
16.6 
19.1 


18.4 

•  •  •  • 

i9."i 

•  ■    •    • 

■  •    •    • 

19.0 

•  »   •   • 

i8.7 

•  •  •  • 

»    •    •    m 

19.1 

•  •  •  • 

i  8.8 

•  •  •  • 

•  •    m    m 

18.9 

■  •  •  • 

•  •   •  • 

18.6 

•  ■  •  ■ 

•  •  •   • 

19.2 


19.3 

•    •    •    a 

19.8 


18.9 
19.4 


♦TJ.S.  O.P.R. 

f  Bureau  of  Highways,  Borough  of  Manhattan,  New  York  City. 

%  Bureau  of  Highways,  Borough  of  Brooklyn,  New  York  City. 


Tough- 
ness 


11 

9 

14 

21     • 
11 
28 


4 


8 

■ 

9 
9 

8 
10 
11 

io 

8 

12 
8 


10 
13 
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thickness,  and  splits  easily  along  the  cleavage  planes,  breaking  readily  at 
right  angles,  so  that  it  is  formed  into  good  paving  blocks  without  an  undue 
amount  of  labor.  It  is  hard  and  tough,  and  wears  well  and  smooth  in  a 
pavement.  It  is  never  slippery,  even  when  smooth,  and  when  laid  on  an 
unyielding  base  will,  after  a  little  wear,  present  a  smooth  and  pleasing 
surface.  It  has  a  crushing  strength  on  the  bed  of  10  000  to  12  000  lb  per 
sq  in,  and,  on  edge,  a  strength  ranging  from  12  000  to  17  000  lb  per  sq  in. 

Trap  Rock.  This  material  has  never  been  used  to  much  extent  in  the 
United  States,  except  in  cities  near  the  Hudson  River.  It  is  found  in 
great  quantities  on  the  west  bank  of  the  Hudson,  and  when  the  Belgian 
block  was  first  introduced  in  this  country,  trap  rock  was  almost  entirely 
used  for  its  manufacture.  It  is  extremely  hard  and  will  sustain  a  large 
amount  of  traffic  without  much  wear,  but  soon  becomes  smooth,  and  its 
character  is  such  that  it  is  made  into  smooth,  well-shaped  blocks  only  at 
great  expense.  A  few  blocks  have  been  used  of  the  oblong  shape  aimiUr 
to  those  of  granite,  but,  on  account  of  the  expense  of  manufacture,  to  a 
very  slight  extent,  and  its  use  has  been  discontinued  almost  entirely  as  a 
paving  material. 

Whin  Stone  Is  used  in  Glasgow  for  paving,  but  under  specifications  similar  to  those 
provided  for  granite.  The  City  Engineer  of  that  city,  in  writing  to  the  American 
Consul,  says  of  this  stone:  "Whin  stone,  principally  from  quarries  around  the  city,  is 
heavy  and  close  grained,  and,  while  not  so  lasting  as  granite,  lasts  as  long  under  the 
lighter  traffic  to  which  it  is  subjected  in  the  minor  thorofares  where  whin  paving  is 
adopted.  It  is  not  so  slippery  as  granite,  and  on  this  account  is  used  in  several  of 
the  heavy  traffic  streets  where  the  gradient  is  pretty  heavy.  Whin  metal,  from  the 
same  quarries,  is  also  largely  used  for  macadamising  purposes." 

Tests.  The  Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc.  C.  E.  recommends 
that  the  following  tests  on  stone  blocks  be  made:  Specific  gravity,  absorp- 
tion of  water,  abrasion,  toughness,  hardness,  and  crushing  strength.  Meth- 
ods for  making  the  above  tests  are  given  in  Sect.  11.  Table  II  gives  the 
crushing  strength,  hardness  and  toughness  of  rocks  from  several  quarries 
where  stone  blocks  are  manufactured. 

4.    Manufacture  and  Size  of  Blocks 

Manufacture  of  Blocks.  Granite  paving  blocks  are  practically  all  made 
by  hand  labor;  no  machinery  has  yet  been  invented  that  will  produce 
blocks  satisfactorily  and  economically.  It  takes  the  beet  of  stone  that 
is  carefully  quarried  on  the  rift  to  make  blocks  so  that  they  will  break 
clean  and  smooth.  The  granite  is  first  quarried  into  dimension  sices  from 
large  masses  of  stone  by  day  labor,  generally  in  blocks  36  in  on  the  rift 
for  the  width  of  the  block  and  40  in  for  the  depth,  all  in  random  lengths, 
so  that  when  the  pieces  are  drilled  and  split,  blocks  from  4  to  4^  in  wide 
and  about  5  in  deep  will  be  produced.  The  stock  is  usually  transported 
by  railroad  and  dumped  into  the  paving  cutters'  berths,  so-called,  and 
there  drilled  and  fitted  into  the  finished  block.  The  paving  block  makers 
earn,  on  an  average,  $15  per  week.  The  blocks  are  cut  by  the  piece,  for 
which  the  block  makers  receive  from  $25  to  $26  per  thousand  for  standard 
blocks.  The  average  number  a  man  makes  in  a  day  of  8  hr  is  about 
100.  The  blocks  are  inspected  from  day  to  day  as  they  are  being  made, 
and  again  when  they  are  loaded  into  cars  or  on  board  vessels  for  trans- 
portation to  the  various  cities.  The  improved  blocks,  8^  to  12  in  long, 
3*£  to  4^  in  wide,  4%  to  514  in  deep,  will  lay  about  28  to  the  sq  yd;  the 
— -"'»!  improved  blocks,  6  to  10  in  long,  about  32  to  the  sq  yd.  The 
the  block,  the  closer  the  joint. 
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Size  of  Blocks.  Just  what  is  the  best  size  for  a  stone  block  has  not 
been  determined  by  engineers,  as  their  opinions  vary  to  quite  an  extent, 
depending  upon  the  exact  character  of  the  stone  to  be  used  and  also  upon 
the  individual  ideas  of  the  engineers  themselves.  It  is  generally  conceded, 
however,  that  for  heavy  traffic  streets  an  oblong  block  is  best. 

Length.  As  it  is  extremely  desirable  that  there  be'as  few  joints  as  pos- 
sible parallel  to  the  line  of  traffic,  the  blocks  should  be  made  comparatively 
long.  As,  however,  all  streets  are  laid  with  a  certain  crown,  the  blocks 
must  not  be  so  long  as  to  give  an  uneven  bearing  on  the  foundation  or  be 
liable  to  tilt  or  tip  up  under  traffic,  nor  so  long  as  to  easily  break  when 
extremely  heavy  loads  are  driven  over  them.  Also  they  should  not  be 
so  long  as  to  make  a  block  that  would  be  too  heavy  for  pavers  to  handle  easily. 

Width.  The  blocks  should  be  of  such  width  as  to  give  a  good  foothold  for 
horses.  On  account  of  the  character  of  granite,  for  instance,  the  surface 
of  the  stone  itself  can  offer  but  a  slight  foothold  for  horses.  In  cities  most 
horse  shoes  are  made  without  calks,  and  unless  the  horse  is  able  to  get  a 
foothold  in  the  joints  between  the  blocks,  especially  after  the  pavement  is 
somewhat  worn,  his  efficiency  as  a  draft  animal  will  be  very  much  reduced, 
and  he  will  also  be  liable  to  slip  and  injure  himself.  The  blocks,  however, 
must  not  be  too  narrow,  otherwise  the  joints  would  be  too  many  and  the 
blocks  would  be  liable  to  be  unstable  on  the  foundation.  In  the  determi- 
nation of  the  width  of  the  block,  however,  the  character  of  the  stone  and 
the  traffic  should  be  taken  into  consideration.  As  the  sandstones  are  so 
much  lesB  slippery  than  granite,  wider  blocks  are  permissible,  and  if  traffic 
is  not  made  up  of  heavy  units,  the  necessity  of  joints  for  foothold  for  horses 
is  not  so  great. 

When,  just  previous  to  the  Spanish-American  War,  a  contract  was  made  for  paving 
in  Havana,  Cuba,  the  maximum  width  of  blocks  was  made  3  in,  because  in  that  city 
mules  were  then  mostly  used  for  trucking,  and  their  feet  being  so  much  smaller  than 
those  of  the  ordinary  hone,  more  frequent  joints  were  required  in  order  to  give  them 
the  necessary  foothold. 

The  City  Engineer  of  Newcastle-upon-Tyne,  England,  in  speaking  of  width,  says:  (22) 
"A  narrow  sett  is  used  in  order  to  give  better  foothold  and  to  obtain  a  neat  appear- 
ance in  the  pavement,  but  if  the  sett  is  not  unduly  wide,  these  requirements  can  be 
obtained  by  a  greater  width  than  3  in.  Further,  with  narrow  setts  giving  a  correspond- 
ingly large  number  of  joints,  not  only  is  the  noise  increased,  but  the  strength  of  the 
whole  pavement  is  reduced.  With  most  descriptions  of  granite  the  waste  of  material 
in  producing  a  sett  8  in  in  width  is  considerable.  Consequently  the  cost  is  about 
9%  greater  than  in  the  production  of  a  sett  4  in  in  width." 

Depth.  This  is  probably  the  most  important  dimension  of  the  block, 
and  two  principles  must  be  considered  in  its  determination:  (1)  The  kind 
of  wear  which  the  pavement  must  sustain  when  laid,  (2)  the  stability  of 
the  block  itself.  Very  few  blocks  in  a  granite  pavement  are  worn  out 
when  it  becomes  necessary  to  relay  the  pavement  as  a  whole,  but  in  a 
series  of  years  the  blocks  become  displaced  so  that  they  get  an  undue 
amount  of  traffic,  are  worn  off  on  the  edges,  and  so  become  rough  and 
unsatisfactory,  when  the  actual  loss  in  the  depth  of  the  blocks  is  very 
slight.  Therefore  what  is  required  is  to  have  a  block  that  is  sufficiently 
deep  as  to  be  stable  and  have  sufficient  strength  to  sustain  the  traffic.  As 
a  general  rule,  and  in  order  to  have  stability,  the  depth  of  the  block 
should  be  not  less  than  the  width,  and  preferably  greater.  If  blocks  are 
made  5  in  in  depth  there  will  probably  be  no  danger  of  crushing  when 
either  granite  or  the  best  sandstone  is  used. 

When  the  oblong  shaped  granite  blocks  were  first  used  in  the  United  States,  they 
were  given  a  depth  of  from  7  to  8  in.    The  blocks,  however,  were  laid  on  a  sand 
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foundation,  and  it  was  thought  that  a  permissible  variation  of  1  in  would  not  be  detri- 
mental to  the  pavement,  as  the  sand  base  would  take  up  the  inequality,  and  by  allow- 
ing this  variation  the  blocks  could  be  made  more  cheaply.  When,  however,  the  con- 
crete base  was  used  and  it  was  not  necessary  to  have  so  much  inherent  stability  in 
the  block  itself,  a  block  of  much  less  depth  was  used,  and  in  1912,  after  a  conference 
between  the  engineers  of  New  York  City  and  vicinity  and  the  material  men  furniah- 
ing  the  granite  to  this  locality,  the  following  specification  was  adopted:  "Blocks  shall 
be  of  the  following  dimensions:  Not  less  than  8  nor  more  than  12  in  long  on  top;  not 
less  than  S}4  nor  more  than  424  in  wide  on  top;  not  less  than  4&  nor  more  than  &H 
in  deep." 

Another  form  of  stone  that  can  hardly  be  called  blocks  is  used  in  Russia,  "■"■! 
what  is  called  kidney  pavement.  These  stones  are  said  to  be  of  irregular  form,  either 
entirely  undressed  or  little  dressed.  The  kidney  setts  are  divided  by  sizes  into  four 
classes:  large,  about  10  in  in  length;  medium,  about  8  in  in  length;  small,  about 
6  in  in  length;  and  fine,  about  4  in  in  length,  and  the  setts  are  therefore  used  as  large, 
medium,  small,  or  fine.  The  medium  and  small  kidney  pavements  are  generally  used 
for  the  traffic  section,  the  large  for  paving  slopes,  and  toe  fine  for  strips  of  road  surface 
on  which  there  is  little  or  no  traffic.  Stones  not  very  much  better  in  character  than 
those  just  described  could  be  seen  in  the  pavements  of  Baltimore  in  1916. 

Table  III  shows  the  sizes  of  blocks  used  in  many  of  the  principal  cities 
in  this  country  and  Europe: 

Table  m 


ntv 

Length 
Inches 

Width 
Inches 

Depth 
Inches 

Remarks 

/  8  to  12 

\  9  to  14 

4        to  4.5 

6       to  5.6 

Special  cut 

8.6    to  4.6 

7.6    to  8 

Large 

Brooklyn,  N.  Y. 

8  to  12 

3.6    to  4.6 

4.75  to  6.26 

/  6  to  10 

3.76  to  4.26 

3.76  to  4.25 

\  8  to  12 

4        to  6 

5 

/  8  to  12 

3.6    to  6 

4.76  to  5.26 

Granite 

\  8  to  18 

8.5    to  6 

6        to  6.6 

Sandstone 

Manhattan, 

New  York  City 

6  to  10 

3.5    to4.5 

4.75  to  5.25 

Philadelphia. . . . 

8  to  12 

8.6    to  4.5 

5        to  6.5 

Rochester,  N.  Y. 

/  7  to  12 
\  7  to  12 

3        to  6 
3        to  6 

6        to  6.6 
4.75  to  6.25 

Sandstone 

Budapest, 

J      7.2 

7.2 

6.6 

Light  traffic 

\      7.2 

7.2 

7.2 

/  7.2to8.8 
\  7.2  to  10 

6.6    to  6.8 

6.8    to7.6 

Half  trimmed 

4.8    to  6.4 

6.4    to  7.2 

Ordinary  stones 

Ordinary 

4 

6 

Elberfeld, 

7.2 

4.8 

6.4 

Heavy  traffic 

< 

6.4 

6.6 

6.4 

Medium  traffic 

,      6* 

4 

6.4 

Light  traffic 

Minimum  7 .2 

6      to  6.8 

6      to  6.8 

Frankfort, 

Minimum  7.2 

6.2  to  6 

6      to  6.8 

Minimum  5.6 

4.8  to  6.4 

6.4 

Minimum  4.8 

4      to  6 

5.2  to  6.4 

{•< 

3.5  to  4 

5.6  and  7 

4 

4,  5,  6  and  7 

4.8  to  9.6 

4      to  6 

7.6  to  8.4 

i 

4.8  to  9.6 

4      to  6.4 

6.8to8.4 

6      to  10 

4.4  to  6.6 

5.6  to  6.8 

5     to9 

8  on  bed 

Manchester, 

5      to  8 

4     to  7 

6 

Newcastle. 

•[:::::::: 

4 
6 

6 
6 

Sandstone 

Paris 

6.4 

4 

6.4 

TV--« iqing.    After  the  sise  of  the  block  has  been  determined,  its  character 
->othness  upon  its  different  faces  is  very  important.     It  can  easily 


Art.  5  Specifications  for  Stone  Blocks  1073 

be  understood  that,  in  order  to  have  a  smooth  pavement,  the  blocks  them- 
selves must  be  smooth,  and  this  applies  not  only  to  the  top  but  also  to  the 
sides  so  that  the  joints  may  be  even  and  filled  with  some  material  that 
will  hold  them  securely  in  place.  As  the  class  of  labor  required  in  making 
blocks  is  expensive,  an  extra  amount  of  work  upon  the  blocks  rapidly  increases 
the  cost  of  the  pavement.  As  has  been  intimated,  stones  of  different  texture 
and  character  break  quite  differently,  and  this  one  fact  often  determines 
whether  or  not  a  stone  will  be  suitable  for  paving  material. 

In  the  Conference  of  New  York  City  Engineers  and  granite  block  manufacturers, 
this-  question  was  discussed  to  a  great  extent,  as  it  was  not  desired  to  specify  a  block 
that  would  require  so  much  labor  as  to  make  it  unduly  expensive  even  if  it  made  a 
first-class  pavement.  The  specification  in  this  respect  that  was  finally  adopted  was 
as  foDows:  "The  blocks  shall  be  so  dressed  that,  after  laying,  the  measurement  of 
the  individual  joint  will  show  not  more  than  H  in  in  width  at  top  and  for  a  depth 
of  1  in,  nor  more  than  1  in  in  width  in  any  other  part  of  the  joint,  provided  that  not 
more  than  one  drill  hole  shall  show  on  the  side  of  the  head  and  none  on  the  end  of  the 
head  of  any  block.  The  head  of  the  block  shall  be  so  cut  that  it  shall  not  have  more 
than  %  in  depression  from  a  straight-edge  laid  in  any  direction  across  the  head  and 
held  parallel  to  the  general  surface  of  the  block."  This  specification  has  been  prac- 
tically adopted  by  cities  in  the  vicinity  of  New  York  and  also  by  the  Association  for 
Standardizing  Paving  Specifications.  It  was  extremely  desirable  to  adopt  such  a 
specification,  as  it  made  it  possible  for  the  granite  men  to  make  blocks  that  would 
be  satisfactory,  not  simply  for  onejof  the  cities  which  they  supply,  but  for  all,  so  that 
if  the  demand  in  any  one  place  should  be  excessive,  blocks  originally  proposed  for  one 
city  could  easily  be  diverted  to  another,  thus  avoiding  any  vexatious  delays. 

The  Bureau  of  Highways,  Brooklyn,  N.  Y.,  adopted  the  foregoing  specification  for 
grade  1  granite  blocks,  but  for  grade  2  granite  blocks  the  specification  says  that  they 
shall  be:  "Not  less  than  8  nor  more  than  12  in  in  length;  not  less  than  3>6  nor  more 
than  424  in  in  width,  and  not  less  than  7  nor  more  than  8  in  in  depth.  The  blocks 
are  to  be  rectangular  on  top  and  sides,  uniform  in  thickness,  to  lay  closely  and  with 
fair  and  true  surfaces,  free  from  bunches/' 

Providence,  R.  L,  in  1918  received  bids  for  two  kinds  of  blocks,  being  practically 
such  as  has  been  described  for  grade  1  and  grade  2,  Bureau  of  Highways,  Brooklyn, 
and  the  price  per  thousand  blocks  was  $1  more  for  grade  2  than  for  grade  1.  The 
requirements  were  the  same  for  the  character  of  the  stone.  It  must  be  remembered, 
however,  that  the  blocks  of  grade  2  were  very  much  larger  than  of  grade  1,  and,  altho 
not  so  well  dressed,  would  require  more  raw  material  and  cost  more  to  transport, 
which  is  an  important  item  of  granite  block  pavement.  This  probably  accounts  for 
the  difference  in  price,  as  it  would  naturally  be  expected  that  the  better  blocks  would 
eost  more.  As  a  matter  of  fact,  in  Brooklyn,  where  contractors  buy  by  the  square 
yard  as  laid  in  the  pavement,  the  price  for  grade  1  blocks  is  materially  more  than  for 
grade  2,  as  it  requires  28  of  the  improved  blocks  per  sq  yd  and  only  22  of  the  ordinary. 

5.    Specifications  for  Stone  Blocks 

Am.  Soc  Man.  Imp.  1916,  Specifications  for  Granite  Paving  Blocks.  "  The  paving 
blocks  shall  be  of  medium  grained  granite,  showing  an  even  distribution  of  constituent 
materials,  of  uniform  quality,  structure  and  texture,  without  seams,  scales  or  disinte- 
gration, free  from  an  excess  of  mica  or  feldspar,  and  equal  in  every  respect  to  the 
sample  in  the  office  of  the  engineer. 

"  Tests.  For  heavy  traffic  the  granite  shall  have  a  toughness  of  not  less  than  9  and 
a  French  coefficient  of  wear  of  not  lew  than  11.  For  medium  traffic,  the  granite  may 
have  a  toughness  of  not  less  than  7  and  a  French  coefficient  of  wear  of  not  leas  than  8 
if  a  cement  grout  filler  is  used.  The  above  tests  shall  be  made  by  the  methods  de- 
scribed in  Bui.  44,  O.  P.  R.,  U.  S.  Dept  Agr.  The  average  of  three  tests  shall  be 
used  for  determining  toughness  and  the  average  of  six  tests  for  determining  the  French 
coefficient  of  wear.  Contractors  shall  file  with  the  engineer  at  or  before  the  time  of 
bidding,  a  certificate  showing  the  name  and  location  of  the  quarry  from  which  it  is 
proposed  to  obtain  the  blocks,  also  a  certified  copy  of  a  report  from  the  U.  S.  Dept. 
Agr.,  showing  the  toughness  and  French  coefficient  of  wear  of  the  granite  whic' 
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proposed  to  use.    On  or  before  the  date  of  the  letting,  six  specification  blocks, 
from  the  granite  it  is  proposed  to  use,  shall  be  filed  with  the  engineer. 

"  Size  or  blocks.  The  blocks  shall  be  of  the  following  dimensions:  Not  less  than 
8  nor  more  than  12  in  long  on  top;  not  less  than  8>$  nor  more  than  4H  in  wide  on 
top;  not  less  than  4&  nor  more  than  BM  in  deep.  Note:  When  in  the  judgment 
of  the  engineer,  a  shallower  block  than  that  before  specified  is  deemed  desirable,  a 
block  SH  to  \\i  in  wide,  SH  to  iH  in  deep,  and  7  to  11  in  long,  may  be  used,  provided 
the  granite  has  a  sufficiently  high  factor  of  toughness  and  French  coefficient  of  wear. 

"  Drbbbing.  The  blocks  shall  be  so  dressed  that  the  faces  will  be  approximately 
rectangular  in  shape,  and  the  ends  and  sides  sufficiently  smooth  to  permit  the  blocks 
to  be  laid  with  joints  not  exceeding  H  in  in  width  at  the  top,  and  for  1  in  downward 
therefrom,  and  not  exceeding  1  in  in  width  at  any  other  part  of  the  joint.  The  top 
surface  of  the  block  shall  be  so  cut  that  there  will  be  no  depressions  mre  Miring  more 
than  H  in  from  a  straight-edge  laid  in  any  direction  on  the  top  and  parallel  to  the 
general  surface  thereof.  Care  shall  be  exercised  in  handling  the  blocks  so  that  the 
edges  and  corners  shall  not  be  chipped  or  broken,  as  blocks  otherwise  acceptable  may 
be  rejected  on  account  of  spawling.  The  blocks  shall  be  sorted  and  laid  in  courses  of 
uniform  width,  except  in  special  cases,  as  may  be  ordered." 

Am.  Soc.  Mun.  Imp.  1916  Specifications  for  Sandstone  Paving  Blocks.  "The 
paving  blocks  shall  be  of  sound,  hard  sandstone,  free  from  clay,  seems,  or  defects  which 
would  injure  them  for  paving  purposes,  of  uniform  quality  and  texture;,  and  equal 
in  every  respect  to  the  sample  in  the  office  of  the  engineer. 

"  Sizh  of  blocks.  The  blocks  shall  be  of  the  following  dimensions :  Not  Jess  than 
8  nor  more  than  10  in  long  on  top;  not  less  than  8}£  nor  more  than  6  In  wide  on  top; 
not  less  than  AH  nor  more  than  h\i  in  deep." 

Am.  Soc.  Mun.  Imp.  1918  Specifications  for  Recnt  or  Redressed  Paving*  Blocks. 
"  When  the  use  of  blocks  recut  from  old  paving  blocks  is  permitted,  such  blocks  must 
comply  with  the  specifications  for  quality  of  stone,  as  required  for  new  blocks.  The 
dimensions  may  be  varied,  depending  upon  the  sise  of  the  old  blocks  which  are  to  be 
redressed,  and  the  character  of  the  pavement  which  it  is  sought  to  obtain.'* 

Boston:  ''Large  'number  one'  blocks  are  to  be  used.  The  blocks  are  to  be  ZM 
to  4H  in  wide,  7H  to  8  in  deep,  and  9  to  14  in  long,  averaging  not  less  than  1\\£  is; 
the  edges  are  to  be  sharp  and  straight,  forming  right  angles  at  their  mtsfsections, 
both  horizontally  and  vertically;  the  faces  are  to  be  straight  split  and  free  from  bunchei 
and  depressions  exceeding  M  in  and  are  to  be  laid  with  as  dose  joint  as  piwsftrff 
Special  cut  blocks  are  to  be  used.  The  blocks  are  to  be  smooth  finished  on  the  ver- 
tical sides  and  ends,  the  edges  are  to  be  sharp  and  straight,  forming  right  angles  st 
their  intersections,  both  horizontally  and  vertically,  and  lay  close  with  joints  not  to 
exceed  M  in;  the  blocks  are  to  be  8  to  12  in  long,  4  to  4M  in  wide,  and  5  to  5H  in  deep." 

Bureau  of  Highways,  Borough  of  Brooklyn,  New  York  City:  "Granite  paving  blocks 
shall  be  of  medium  grained  granite  showing  an  even  distribution  of  constituent  mis* 
erals,  of  uniform  quality  and  texture,  without  seams,  scales  or  discolorations  showing 
disintegration,  free  from  an  excess  of  mica  or  feldspar  and  equal  in  every  respect  to 
the  samples  in  the  office  of  the  Chief  Engineer." 

Chicago  Specifications:  "Upon  the  sand  cushion  shall  be  set  granite  paving  blocks 
having  a  uniform  grain  and  texture,  without  lamination  or  stratification,  and  fret 
from  an  excess  of  mica  or  feldspar.  Soft  or  weatherworn  blocks,  or  those  obtained 
from  the  surface  of  the  quarry,  shall  not  be  used.  The  blocks  shall  measure  from 
4  to  5  in  in  width,  8  to  12  in  in  length,  and  5  in  in  depth,  and  be  so  dressed  as  to  have 
substantially  rectangular,  plane  surfaces.  Substantially  rectangular  is  interpreted 
that  should  a  block  be  chamfered  or  undercut  on  the  side  or  end,  the  same  shall  bt 
not  greater  than  H  in.  When  the  blocks  are  in  place,  the  surface  joints  shall  be  not; 
less  than  M  nor  more  than  %  in  in  width.  Upon  the  application  of  a  strsjght-edfsr 
to  the  surface  of  the  block,  the  variation  therefrom  shall  be  not  greater  than  H  in>: 
Upon  the  application  of  a  straight-edge  to  the  sides  or  ends  of  a  block,  the  variatksi 
therefrom  shall  be  not  greater  than  Yi  in." 

Cleveland:    "Paving  blocks  shall  consist  of  the  best  quality  of  Medina  sandstone 

or  granite,  as  above  specified;  the  Medina  blocks  shall  not  be  less  than  8H  nor  marl 

than  6  in  thick,  and  not  less  than  6  nor  more  than  6H  in  deep,  and  from  8  to  IS  it 

The  granite  blocks  shall  not  be  less  than  3^  nor  more  than  6  in  thick,  and  not 

n  4H  nor  more  than  h\i  in  deep,  and  not  less  than  8  nor  more  than  12  in  long! 
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The  stones  to  have  parallel  sides  and  ends  with  right-angle  joints,  all  roughness  and 
points  of  stones  to  be  broken  off,  so  that  when  set  in  place  they  shall  have  tight  joints 
for  a  distance  of  at  least  3H  hi  from  the  top  down;  the  area  of  the  bottom  of  any 
atone  to  be  not  leas  than  three-quarters  of  the  area  of  the  top.  Top  to  have  a  smooth, 
even  surface. 

Philadelphia:  "Smooth  Dressed  Blocks:  The  blocks  shall  be  so  dressed  that,  after 
laying,  a  measurement  of  the  individual  joint  shall  show  a  width  of  not  more  than 
3^  in  at  the  top  and  for  a  depth  of  1  in,  and  a  width  of  not  more  than  1  in  in  any  other 
part  of  the  joint.  The  head  of  the  block  shall  be  so  cut  that  it  shall  not  have  any 
depressions  more  than  H  in  in  depth  measured  from  a  straight-edge  laid  in  any  direc-, 
tion  across  the  head  and  held  parallel  to  the  general  surface  of  the  block.  Not  more 
than  one  drill  hole  shall  show  on  the  head  of  a  block,  and  none  on  the  ends.  Ah  aver- 
age allowance  of  not  over  one  block,  showing  drill  hole  on  side,  shall  be  permitted 
to  a  square  yard  of  laid  blocks. 

"  Rough  Dressed  Blocks:  The  blocks  shall  be  so  dressed  that  after  laying,  a  measure- 
ment of  the  individual  joint  shall  show  an  average  width  of  X  in.  The  head  of  the 
block  shall  be  so  dressed,  the  surface  will  be  rough  and  irregular;  this  irregularity  on 
each  block  being  not  less  than  H  nor  more  than  H  in." 

Rochester:  "Paving  blocks  shall  consist  of  the  best  quality  of  Medina  sandstone 
free  from  quarry  checks  or  cracks,  and  shall  be  quarried  from  fine  grain  live  rock,  show- 
ing a  straight  and  even  fracture.  The  material  shall  te  of  uniform  quality  and  texture, 
free  from  seams  or  lines  of  clay  or  other  substances  which,  in  the  opinion  of  the  City 
Engineer,  will  be  injurious  to  its  use  as  paving  material.  Blocks  shall  treasure  not 
less  than  8  nor  more  than  6  in  thick,  and  not  less  than  6  nor  more  than  6J4  in  deep, 
and  from  7  to  12  in  in  length.  Stones  to  have  parallel  sides  arid  ends,  and  right-angle 
joints.  All  roughness  in  joints  of  stone  to  be  broken  off,  so  that  when  set  in  place 
they  shall  have  tight  joints  for  a  distance  of  at  least  2H  in  from  the  top  down.  The 
top  to  have  a  smooth,  even  surface,  with  no  projection  or  depression  exceeding  \i  in." 

Liverpool.  For  heavy  traffic  streets,  Liverpool  uses  setts  5  to  %  in  long,  4  in  wide, 
and  6#  in  deep.  For  lighter  traffic  streets,  setts  3}£  in  square  on  top  and  5  or  6  in 
deep  are  used.  These  are  said  to  give  a  good  foothold,  and. are  generally  referred 
to  as  pegtop  blocks.  On  still  lighter  traffic  streets  4-in  cubes  have  been  used,  but  it 
is  stated  that  the  present  tendency  is  for  the  substitution  of  pitch  macadam  for  the 
lightest  traffic. 

London:  "The  setts  to  be  carefully  dressed  and  free  from  protuberance  at  the 
sides  or  on  the  top  surface,  to  be  closed  at  the  joints,  leaving  only  sufficient  space  for 
grouting  to  pass  to  the  bottom." 

Edinburgh:  "Paving  setts  shall  be  newly  quarried  and  obtained  from  the  best 
parts  of  the  quarry  approved  of,  free  from  cracks  or  shakes,  and  square,  dressed  thru- 
out  in  the  best  manner  to  within  M  in  of  sizes." 

In  Glasgow,  in  1913,  the  blocks  were  axed  on  the  top,  jointed  on  the  sides  and  ends, 
and  dressed  on  the  bed,  making  almost  a  dressed  dimension  block.  This  produced  an 
almost  perfect  pavement,  but  cost,  even  tho  material  and  labor  were  cheap,  $6.25 
per  sqyd. 

Frankfort,  Germany:  "All  material  delivered  must  be  hard  and  durable  and  from 
the  best  strata  of  quarries  mentioned.  It  must  be  solid  and  uniform  in  hardness 
and  color,  and  be  able  to  withstand  weather,  and  must  contain  no  cracks,  scales,  soft 
spots,  or  foreign  substance,  and  have  no  other  faults.  All  stone  that  is  porous,  or 
was  exposed  to  the  sun  before  quarrying,  shall  be  rejected.  All  stone  must  withstand 
hammering  and  ramming  while  laying  without  cracking.  Class  No.  1A  and  No.  IB 
stones  for  roadways  must  be  regular  in  shape.  The  top  surface  must  be  even  and 
smooth,  rectangular  and  with  sharp  corners.  The  aides  must  be  hammered  smooth 
without  hollow  spots  or  sharp  points  or  projections.  The  bottom  surface  must  be  of 
similar  workmanship  and  parallel  to  the  top  surface.  Class  No.  2A  and  No.  2B  stones 
for  roadways  must  fulfil  the  general  requirements  of  stones  for  Class  No.  1.  The  top 
surface  must  be  even  and  have  sharp  corners,  and  must  not  deviate  from  rectangular 
shape  more  than  0.2  in.  The  side  surfaces  must  be  so  finished  that  when  laid  joints 
larger  than  0.4  in  will  not  ensue.  The  bottom  surface  must  be  parallel  to  the  top.  Class 
No.  8  stones:  Top  surface  must  be  similar  to  Class  No.  2,  side  surfaces  to  be  so  finished 
that  joints  larger  than  0.6  in  will  not  ensue;  the  bottom  surface  to  be  as  nearly  p»~~"  * 
to  the  top  as  possible." 
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proposed  to  use.    On  or  before  th*  fit**  ^r,  without  cracks  or  foreign  sob- 

frora  the  granite  it  is  propose*  &** .  ^  >£»  •nd  ™til  'uU»  sharp  corner*.    The 

"  Sizb  of  blocks.    T*  y  *^^th  *  surfeoe  at  least  two-thirds  the  area 

8  nor  more  than  12  r  ^,^'^^sDoe  of  1.6  in  from  the  top,  and  front 

top;   not  leas  than      A**'       *&&  "ffij*  fif  '  fb&  ■»*■*  not  bulge  so  as  to  be  the  cause 
of  the  engineer,  a      ttr*^^*'£^fa^'<*  ^ould  consume  too  much  tar." 
block  SHtoA^if       ^>>>> £»*£/ Mocks  are  used,  it  is  specified  that  they  shall 
the  granite  has       *',  >*  ?*:.'<"<'*%  *&?%&<&  with  such  exactness  that  two  of  them  placed 

to  be  laid  w*     'i£Ki ""* '     tftft ^ata  on  Stone  Blocks 
<bIT<iroef     /£^"  .******  delivered  f.o.b.  alongside  the  dock  in  the 

thuTtt  *  of  t^'city*  depends  entirely  upon  the  cost  of  material,  supply 

Mn«»i  ft*  pf$e«  r^prio°  for  the  material  m  1915»  baaed  on  above  deliv- 
•n"iL%  *irf-  **  Tflf  f°T  t*10  standard  blocks,  and  $2.30  per  sq  yd  for  the 
/  dft*  p*  fdncta*  dressed  so  as  to  lay  with  a  %-in  joint. 


1     * 


A     ^  CONSTRUCTION 

pa* 
wt  7.    Laying  the  Pavement 

**  /*  sfciofl*    Upon  the  concrete  base  prepared  for  the  foundation 

5*1*4  c  ^  spread  a  cushion  of  some  material  in  which  to  bed  the  blocks, 

tbe&  0ULy  nia^'  not  ou^y  have  a  firm  bearing,  but  also  that  there  will  be 

go  **>*{, ?je  resiliency  to  the  pavement  itself.     It  is  the  general  practice  to 

goo*  Kfe  cushion  of  sand.     When  the  depth  of  the  blocks  ran  from  7  to  8 

m**®^  customary  to  spread  2  in  of  sand  upon  the  concrete  base;   this 

in  Jj ,  jjjow  for  the  difference  in  the  depth  of  the  blocks  and  give  at  least 

*?  ^der  the  deeper  blocks.     In  the  present  practice,  however,  when  the 

Mocks  vary  in  depth  from  4 %  to  5}4  in,  1  in  of  sand  is  generally  deemed 

Jjygcienk    The  specifications  of  the  Bureau  of  Highways,  Brooklyn,  N.  Y-, 

tZSifor  1  in  of  sand  for  Grade  1  blocks  and  1)^  in  for  Grade  2  blocks.     The 

specifications  of  the  Bureau  of  Highways,  Borough  of  Manhattan,  New 

York  City,  call  for  not  more  than  1  in  and  sufficient  to  bring  the  surface 

of  the  pavement  when  thoroly  rammed  to  the  proper  grade. 

In  London  the  specifications  say  that  the  blocks  shall  be  evenly  bedded  on  a  thin 
layer  of  sand,  or  other  approved  material,  mixed  with  lime  or  cement  if  so  directed, 
*nd  spread  over  the  concrete  foundation.  Liverpool  requires  the  blocks  to  be  set 
upon  a  bed  of  fine  gravel  H  in  thick.  Glasgow  calls  for  a  sand  cushion  1  in  in  depth, 
god  Edinburgh  for  a  cushion  2  in  in  depth. 

Laying  the  Blocks.  The  practice  of  practically  all  the  engineers  in  this 
country  is  to  lay  the  blocks  at  right  angles  to  the  curb,  except  at  inter- 
sections. A  few  streets  have  been  paved  by  laying  the  courses  diagonally, 
and  theoretically  it  is  better.  While  it  is  possible  that  the  blocks  may 
wear  somewhat  longer  by  this  method,  the  extra  cost  of  labor  and  the 
waste  of  material  in  cutting  the  blocks  at  the  curb  would  undoubtedly 
more  than  offset  the  gain  of  wear,  if  any,  in  the  pavement  itself.  Care 
should  be  taken  by  the  paver,  in  breaking  joints,  to  have  one  block  lap 
the  other  as  much  as  possible,  and  in  any  event  not  less  than  3  in.  If 
the  blocks  do  not  break  joints  by  this  amount,  and  traffic  should  for  any 
reason  bo  led  into  one  track,  practically  long  longitudinal  joints  would 
be  formed,  causing  undue  wear  upon  the  blocks.  Even  with  a  scattered 
traffic,  two  or  three  blocks  with  a  slight  lapping  of  joints  will  soon  cause 
an  appreciable  wear,  where  otherwise  none  would  exist.  With  short  blocks 
the  joints  are  much  more  frequent,  and  for  this  reason  extra,  care  should 
Ven  in  the  laying. 
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Blocks  Laid  Diaoonallt.     In  Vienna,  and  in  parts  of  Hungary,  however, 
it  is  customary  to  lay  blocks  diagonally  on  streets  at  an  angle  of  45"  to 
the  curb.     The  blocks  are  practically  7>j-in  cubes,  and  often  the  blocks 
at  the   curb,  and  sometimes  at  the  car  tracks,  are  pentagons,  instead  of 
rectangles,  so  that  no  cutting  or  fitting  of  the  blocks  is  necessaiy  on  the 
■tract.     Figs.  5  and  0  show  two  methods  of  laying  the  blocks  diagonally. 
It  will  be  noticed  in  Fig.  5  that  some 
of  the  stones  are  one  and  one-half  times 
the  length  of  the  cubes.    Those  stones 
are  called  binders  and  are  set  at  the  ends 
of  the  courses  as  shown.      At   intersec- 
tions the  arrangement  of  the  blocks  is 
different  from  what  it  is  on  the  street 
proper.     Where   cross-walks   are 
they    should    be   laid    in   three   rows, 
pi^  6  separated   by  one  or   two   courses   of  Fig.  t 

blocks  in   line  with   the   curb.    These 
crosswalks  should  be  firmly  bedded  in  sand  cushions  spread  upon  the  con- 
crete and  thoroly   rammed  to  place. 

Latino  Blocks  at- Cboss Walks.  In  the  early  days  it  was  the  custom  to 
lay  crosswalks  with  joints  as  shown  at  A,  Fig.  7.  tinder  traffic,  however, 
the  stones  wore  quickly  along  the  joints,  as  the  long  joints  were  parallel 
to  them.  This  was  obviated  to  a  certain  extent  by  having  the  joints  cut 
at  an  angle  and  laying  the  stones  as  shown  in  Fig.  8  at  B.  This  was  all 
right  for  traffic  turning  corners,  as  shown  by  the  arrows,  for  one  crosswalk, 
but,  for  the  other  it  was  as  had  as  before,  for  the  traffic  was  parallel  to 


Fig.  7  Fig.  8 

the  joints  at  one  ot  the  crossings.  This  was  finally  obviated  by  laying 
the  stones  as  shown  in  Fig.  9  where  no  traffic  is  parallel  to  the  joint,  whether 
it  goes  directly  across  the  intersection  or  turns  at  the  corners.  The  original 
method  of  laying  the  blocks  themselves  was  the  same  as  to  joints  as  re- 
gards crosswalks,  and  modified  in  the  same  way,  as  shown  in  Figs.  7,  8 
and  9.  This  latter  method  is  what  is  known  as  the  herring-bone  method, 
and,  while  requiring  considerable  cutting  at  the  sides,  it  is  the  best  plan 
to  date,    With  the  improved  blocks,  however,  and  the  smaller  joints,  tt 
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question  of  joints  is  not  quite  so  vital,  but  too  much  care  cannot  be  takes 
to  make  them  as  short  as  possible  iu  the  direction  of  traffic.     While  granite 
block  pavements  have  been  laid  in  New  York  City  for  many  years,  etfll 
occasionally  an  intersection  laid  aa  shown  in  Fin.   7  can  be  seen.       It  of 
course  makes  no  difference,  as  regards  wear  of  the  pavement,  whether  a 
block  is  3\i  or  I'/i  in  in  width,  or  whether  two  adjacent  courses  have 
this  variation,  but   it   does  make 
a  great  deal  of   difference   in   the 
appearance  of  the   finished    pave- 
ment, and  it  requires  very   little 
extra  care  or  expense  to  prevent  it. 
Joint*  Between    Blocks.     The 
question  of    the    width    of    joints 
between  the  blocks  is  important, 
and  how  it  shall  be  solved  depends 
both  upon  the  care  and  skill  of  ths 
paver  and   how   well   the   blocks 
have  been  cut.      The   sise  of  the 
joint  must  be  regulated  according 
to  the  land  of  filler  to  be  used.    If 
it  is  proposed  to  fill  the  joints  will 
any  form  of  bituminous  cement, 
the    blocks   cannot    be    laid    too 
Fig-  9  closely ;   if,  however,  the  joints  are 

to  be  filled  with  tar  and  gravel, 
as  a  variation  of  1  in  is  allowed  in  the  width  of  the  Mocks,  great  can 
must  be  taken  in  their  selection  when  the  courses  are  being  laid.  The 
Borough  of  Manhattan,  New  York  City,  specifies  that  the  contractor, 
before  he  begins  work,  must  notify  the  Engineer  of  the  width  of  blocks  be 
will  use.  This  moans  that  the  blocks  must  be  selected  as  to  width  in  the 
quarry  before  they  are  shipped.  The  joints  must  be  of  a  sise  to  receive 
the  gravel  required  by  the  specifications.  If  a  Portland  cement  filler  is 
used,  the  blocks  should  be  set  stone  to  stone,  but  it  is  not  necessary  that 
the  sides  be  smooth  nnd  even. 

The  Bureau  of  Highways  of  Manhattan.  No 
■ball  be  laid  with  a  %-\a  joint,  while  ths  Bun 

Chicago:  "The  blocksshall  be  laid  111  contact  with  each  other  and  in  uniform  count! 
■cross  the  roadway  between  the  curbs,  except  at  the  Intersections  of  the  struct*,  when* 
they  shall  be  laid  at  an  angle  of  t6°  with  the  center  line  thereof.  Each  course  shall 
consist  of  blocki  of  the  sane  width,  and  shall  be  an  laid  that  all  longitudinal  jointa 
will  be  broken  by  a  lap  of  at  least  3  hi.  Hot  dry  gravel  free  from  loam  and  dirt  ■ball 
be  swept  Into  the  Interstices,  and  the  blocks  rammed  with  a  TE-lb  rammer  loin* 
surface  and  a  firm  bed.  No  cracked  or  chipped  blocks  111811  remain  in  the  pavement 
When  directed  by  the  Engineer  the  space  between  the  granite  blocks  and  the  curb 
or  curb  wall  ahall  be  filled  with  a  mortar  composed  of  one  part  of  Portland  cement  ami 
jf  torpedo  sand  or  limestone  screenings.  The  price  bid  per  square  yard  for 

this  work." 

it  tight  together,  in  uniform  rows,  breaking  joints 

to  be  placed  together,  and 
o  be  placed  on  top  or  bet' 
)  the  grade,  and  in  right  ai  _ 

mectiona.  where  the  courses  are  to  be  set  at  such  angle  as  the  engineer  shall 
it  shall  always  be  laid  by  the  paver  atanding  upon  the  upper 
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of  fak  work;  the  pavement  shall  then  be  subjected  to  the  following  treatment 
toy  the  Contractor,  and  in  such  order  and  to  such  extent  as  the  Engineer  shall  direct. 
The  pavement  shall  be  laid  to  the  proper  grade  and  crown  of  the  street  by  using  cords 
or  lines  stretched  lengthwise  of  the  street  and  drawn  tightly  over  and  touching  the 
top  of  bed  stones  set  in  the  ballast,  in  the  usual  manner,  as  directed;  these  bed  stones 
-to  be  set  in  rows  lengthwise  of  the  street.  Stones  shall  be  set  from  4  to  6  ft  apart 
«ach  way,  as  directed,  with  their  tops  at  the  proper  grade  and  crown  from  the  pavement. 
The  lines  or  cords,  when  in  use,  shall  always  be  kept  taut  and  shall  extend  over  not 
leas  than  three  bed  stones  at  a  time,  or  from  paving  that  is  laid  over  not  less  than 
two  bed  stones,  making  always  the  three  points  of  support.  In  placing  paving  ma- 
Aerial  in  the  beds  in  advance  of  paving,  care  shall  be  taken  not  to  disturb  the  lines 
nor  bed  stones  when  set,  both  of  which  shall  always  be  kept  uncovered  and  free;  and 
mU.  paving  shall  be  laid  to  lines  set  as  here  specified/' 

Boston:  "Upon  the  concrete  or  gravel  base  Is  to  be  spread  a  layer  of  clean,  coarse- 
Bcrecned  bedding  sand,  and  in  this  sand  the  blocks  are  to  be  laid  in  courses  of  uniform 
Width  and  depth  at  right  angles  with  the  line  of  the  street,  unless  otherwise  directed 
by  the  Commissioner,  with  close  joints,  the  longitudinal  joints  broken  by  a  lap  of 
sit  least  2  in,  sufficient  sand  being  used  to  bring  the  blocks  to  the  grade  and  form  for 
the  finished  roadway  after  they  have  been  thoroly  rammed  as  hereinafter  provided; 
they  are  then  to  be  covered  and  the  covering  raked  and  swept  until  the  joints  of  the 
blocks  are  filled  therewith;  the  blocks  are  then  to  be  thoroly  rammed  to  a  firm,  un- 
yielding bed,  their  surface  parallel  to  the  grade  and  crown  required,  and  are  then  to 
be  again  covered  and  the  covering  raked  or  swept  as  aforesaid;  the  blocks  are  then 
to  be  again  rammed  until  they  are  solid  and  secure  at  the  grade  and  crown  of  the 
finished  roadway;  no  ramming  is  to  be  done  within  16  ft  of  the  face  of  the  paving 
that  is  being  laid,  and  in  doing  the  ramming  one  rammer  Is  to  be  employed  to  every 
one  paver." 

Manchester,  England,  requires  that  the  joints  shall  be  H  in  in  width,  and  those  of 
London  that  the  blocks  shall  be  close  at  the  joints,  leaving  only  sufficient  space  for 
grouting  to  pass  to  the  bottom. 

Principles  of  Joint  Filling.  The  proper  filling  for  joints  in  a  stone  pave- 
ment is  a  question  that  has  been  discussed  for  many  years  and  there  is 
much  variation  in  the  practice  of  the  engineers  in  this  regard.  The  objects 
sought  by  the  filling  are:  To  obtain  a  waterproof  surface,  to  keep  the  blocks 
stable,  and  to  preserve  the  joints  in  such  a  way  that  they  will  not  be  unduly 
worn  under  traffic.  It,  too,  has  much  to  do  as  regards  the  noise  of  a  pave* 
ment,  and  as  the  principal  objection  to  stone  pavement  is  its  noisy  quality, 
joint  filling  on  this  account  alone  is  particularly  important.  The  joint 
should  be  waterproof  so  as  to  prevent  moisture  getting  down  below  the 
blocks  and  displacing  the  cushion.  It  is  a  serious  question  whether  it  is 
advisable  to  have  a  pavement  as  nearly  masonry  as  possible.  This  might 
be  true  from  a  wear  standpoint  alone,  but  as  has  been  said  before,  noise 
is  a  great  objection  to  stone  pavement,  and  if  the  pavement  be  practically 
monolithic  the  noise  will  be  very  great.  The  different  joint  fillers  used  in 
the  United  States  are:  Sand;  gravel,  with  its  interstices  filled  with  pitch; 
cement  grout;  or  some  bituminous  compound. 

Steele  (22)  states:  "The  aim  should  be  for  the  pavement  to  be  as  near  masonry  as 
possible,  and  it  is  useless  to  attempt  this  with  the  materials  and  method  of  applying 
them  now  in  use.  If  instead  of  grouting  the  joints,  the  mastic  was  applied  with  a 
trowel  during  the  laying  of  the  setts,  it  is  probable  that  a  fairly  permanent  water-tight 
joint  would  be  obtained;  the  cost  of  the  work  would  undoubtedly  be  increased,  but 
as  the  weakest  part  of  any  structure  is  generally  at  the  joint,  any  reasonable  cost  to 
improve  this  would  be  repaid  by  the  longer  life  of  the  finished  pavement." 

Sand  Filler.  The  first  granite  pavements  were  laid  on  a  sand  base. 
The  necessity  of  a  waterproof  joint  was  not  recognized,  and,  if  it  had  been, 
it  would  not  have  been  easy  to  obtain  it  with  any  filler  when  the  blocks 
were  laid  upon  Band,  as  they  were  liable  to  settle  unevenly  under  traffic 
and  thus  break  the  bond.    Sand,  therefore,  was  used  for  filling  the  joints. 
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Bituminous  Fillers.    The  tar  pitch  or  asphalt  joint  is  one  which,  if 

ceasfully  made,  is  very  satisfactory.  The  blocks,  however,  must  be  so 
dressed  that  they  can  be  laid  with  close  joints,  as,  if  they  are  large,  the 
quantity  of  pitch  might  be  so  great  as  to  allow  the  blocks  to  move  in  warm 
weather,  or  the  pitch  itself  might  run.  Also  the  expense  of  making  the 
joints  would  be  too  heavy.  It  has  seemed  difficult,  however,  to  get  a  bitu- 
minous filler  that  will  be  perfectly  satisfactory  under  all  conditions  of  cli- 
mate or  temperature.  This  no  doubt  will  be  overcome  as  bituminous 
joints  come  into  more  general  use.  In  Europe,  bituminous  fillers  are  the 
principal  type.  * 

Advantaoes  of  Bituminous  Filler.  The  great  objection  to  stone  pave- 
ment is  that  it  is  noisy  under  traffic.  Anything  that  can  be  done  to  reduce 
the  noise  will  add  very  greatly  to  the  value  of  granite  as  a  paving  material 
If  granite  blocks  are  so  dressed  that  they  will  have  a  joint  not  exceeding 
\i  in,  the  joint  can  be  filled  with  a  stable  bituminous  material  in  such  a 
way  as  to  isolate  every  block  from  its  neighbor.  The  noise  produced  on  a 
granite  pavement  is  caused  by  the  action  of  the  wheel  upon  the  individual 
blocks.  With  a  stone  pavement  that  is  practically  a  masonry  construction, 
the  noise  caused  by  the  wheels  is  transmitted  from  one  block  to  another, 
so  that  soon  there  is  not  simply  the  noise  caused  by  a  moving  vehicle  at 
the  place  where  it  happens  to  be,  but  the  accumulated  noise  of  its  trip 
over  the  pavement  and  the  reverberations  which  must  accordingly  follow  it 
If,  on  the  other  hand,  each  block  can  be  surrounded  with  a  non-conductor 
of  noise,  so  that  there  is  no  transmission  of  noise  from  block  to  block,  the 
noise  will  be  reduced  to  a  very  great  extent,  and  if  the  blocks  are  smooth 
and  they  are  laid  so  as  to  form  an  unbroken  surface  in  the  street,  the  noise 
will  be  still  further  reduced.  The  noise  made  by  a  vehicle  passing  over 
such  a  pavement  would  be  much  less  than  if  passing  over  one  of  the  old- 
style  pavements  with  tar  and  gravel  joints. 

Pitch  fillers  came  into  use  soon  after  the  blocks  were  made  of  better 
form  so  that  they  could  be  laid  with  closer  joints  and  thus  be  made  more 
stable  of  themselves,  and  with  the  narrow  joints  they  would  not  require 
an  undue  amount  of  pitch.  The  first  pavement  laid  in  this  way  was  on 
Fourth  Ave.,  Borough  of  Manhattan,  New  York  City,  between  Astor 
Place  and  23rd  St.,  in  1910.  The  pitch  compound  was  not  exactly  satis- 
factory, altho  the  pavement,  which  has  been  in  use  7  years,  is  in  extremely 
good  condition  and  shows  very  clearly  the  advantage  of  this  construction 
over  the  old  method. 

Gravel  and  Bituminous  Filler.  When  the  concrete  base  came  into 
use,  it  was  deemed  advisable  to  fill  the  joints  with  gravel,  the  interstices  of 
which  were  filled  with  a  compound  made  of  100  lb  of  coal  tar  pitch,  20  lb 
of  asphalt,  and  3  lb  of  residuum  oil.  The  original  granite  pavements  on 
concrete  were  laid  with  a  joint  from  %  to  1  in  in  width,  so  that  fairly  large 
gravel  could  be  used,  and  the  voids  were  such  as  to  freely  allow  the  bitu- 
minous filler  to  flow,  so  that  when  a  sufficient  quantily  was  used  the  joint 
would  be  full  and  water-tight.  Coal  tar,  as  is  well-known,  is  subject  to 
changes  of  temperature,  so  that  a  compound  that  was  not  brittle  in  winter 
would  be  soft  and  liable  to  run  in  summer,  and  for  that  reason  the  pitch 
was  fluxed  with  the  asphalt  and  the  residuum  oil.  This  method  required 
from  3}£  to  4^£  gal  of  the  compound  per  sq  yd,  and  cost  in  New  York  City, 
in  1895,  from  35  to  40  cents  per  sq  yd  when  this  portion  of  the  pavement 
was  let  to  a  sub-contractor. 

Tar  and  Gravel  Filler.    The  size  of  the  gravel  in  a  tar  and  gravel  joint 
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must  be  governed  by  the  width  of  the  joint,  and  as  to  make  a  joint  as  a 
whole  successful,  the  pitch  must  freely  percolate  thru  the  interstices  of  the 
gravel,  the  size  of  the  gravel  should  be  fairly  large.  It  should  not  be  too 
well  graded,  as,  even  with  some  of  the  particles  large,  a  gradation  can  be 
had  that  will  prevent  the  free  flow  of  the  pitch  even  when  hot.  The  suc- 
cess of  this  joint  depends  mainly  upon  having  the  interstices  of  the  gravel 
completely  filled,  as  without  that  it  is  very  difficult  to  keep  the  joints 
waterproof,  and  this  is  recognized  at  the  present  time  as  a  necessity  from  a 
sanitary  standpoint  if  from  no  other.  If,  then,  the  joints  are  made  wide 
enough  to  use  large  size  gravel,  they  will  wear  out  on  the  top  under  the 
constant  action  of  the  shoes  of  horses,  and  the  edges  of  the  blocks  in  turn 
will  be  worn  and  rounded  off,  soon  making  a  rough  and  uneven  street. 
Therefore  it  has  not  seemed  that  this  method  of  construction  was  satis- 
factory. It  is  expensive,  and  the  results  have  not  seemed  to  justify  the 
expense.  If  it  be  argued  that  the  joints  can  be  made  smaller,  which  is 
true,  it  would  be  necessary  to  have  the  size  of  the  gravel  smaller,  and  thus 
increase  the  difficulty  of  making  the  joint  waterproof.  It  would  seem, 
therefore,  that  if  the  joints  are  to  be  reduced,  a  little  more  care  should  be 
exercised  in  the  manufacture  of  the  blocks  and  the  joints  made  so  small 
that  they  could  be  filled  with  a  bituminous  compound,  either  alone  or  mixed 
with  sand.  It  is  probable  that  the  practice  of  filling  the  joints  with  tar  and 
gravel  will  shortly  be  almost  entirely  discontinued  in  first-class  stone 
pavements. 

Pitch  and  Sand  Filler.  A  method  following  the  English  practice  has 
been  adopted  of  mixing  fine  sand  with  the  pitch  in  order  to  make  it  tougher 
and  overcome  its  tendency  to  become  brittle  in  cold  weather.  This  has 
not  been  in  use  in  this  country  long  enough  for  an  intelligent  estimate  of 
its  value  to  be  formed,  altho  everything  seems  to  indicate  that  it  will  be 
successful. 

Portland  Cement  Grout  was  probably  first  used  in  this  country  for  a 
joint  filler  in  Worcester,  Mass.,  about  1900.  The  practice  then  was,  after 
the  blocks  had  been  rammed,  to  fill  the  joints  with  fine  broken  stone  and 
then  flush  them  with  a  grout  formed  of  one  part  Portland  cement  and  two 
parts  sand.  This  was  allowed  to  set  a  week  or  10  days  before  the  street 
was  opened  to  traffic,  and  this  practice  has  been  followed  in  that  city  to 
a  great  extent  since  that  time.  The  pavements  so  laid  are  smooth,  and, 
if  the  joints  hold  good,  wear  evenly  and  are  generally  satisfactory.  This 
class  of  filler  has  been  used  to  quite  an  extent  in  Europe,  but  only  in  a 
small  way  in  this  country.  One  great  advantage  is  that,  on  account 
of  the  fluidity  of  the  grout  when  mixed  and  its  hardness  and  durability 
after  having  set,  the  joints  between  the  blocks  can  be  comparatively  large 
and  the  blocks  themselves  rougher  on  the  sides,  as  the  grout  will  flow  freely 
in  and  around  bunches  and  when  set  makes  the  whole  joint  solid  and  com- 
plete. It,  too,  forms  what  was  referred  to  in  English  reports  as  masonry 
construction,  and,  when  the  joint  holds,  it  probably  makes  as  durable  a 
stone  pavement  as  can  be  laid. 

DrsADVANTAOES  op  Cement  Grout  Fillers.  As  the  joints  are  absolutely 
filled  with  a  hard  substance,  the  surface  of  the  pavement  becomes  very  smooth 
under  traffic,  and  thus  slippery  for  horses.  Pavement,  however,  thus  laid, 
keeps  its  form,  and  for  that  reason  presents  a  light  resistance  to  traffic. 
It  has,  however,  several  material  objections.  After  being  grouted  in  this 
manner  the  pavement  must  be  kept  free  from  traffic  from  10  days  to  2 
weeks,  according  to  the  weather,  in  order  to  allow  the  grout  to  become 
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thoroly  set.     This  is  absolutely  necessary,  for,  if  traffic  is  allowed  on  the 
street  too  soon,  the  blocks  are  shaken,  the  partial  set  is  destroyed,  and 
the  joints  become  little  better  than  if  filled  with  sand.     In  smaller  cities 
and  on  minor  streets  this  may  not  be  a  serious  objection,  but  in  large  cities 
on  important  streets  it  is  prohibitive.     It  is  also  difficult  to  apply  the  grout 
in  such  a  way  as  to  get  uniform  results  over  the  entire  pavement  surface. 
On  cement  grouted  streets,  areas  10  or  15  ft  square  are  often  seen  where 
the  grout  has  entirely  disintegrated,  altho  the  rest  of  the  pavement  is  in 
perfect  condition.     This  may  be  due   to  the  unequal  mixing  of  the  sand 
and  the  cement,  or  to  the  possibility  of  the  sand  and  the  cement  being 
segregated   in   the   process  of  application.     This  difficulty,  however,  will 
undoubtedly  be  overcome  if  cement  grout  joints  come  into  general  use. 
Another  objection  is  the  difficulty  of  making  openings  in  a  cement  grouted 
pavement  and  repairing  it  afterwards.     It  may  be  said  that  this  is  not  a 
legitimate  objection,  but  it  must  be  admitted   that,  however  objectionable 
they  may  be,  frequent  openings  must  be  made  in  the  streets  of  American 
cities,  and  that,  if  any  street  pavement  cannot  be  readily  and  well  repaired, 
it  will  be  used  to  a  limited  extent.     It  is  not  only  expensive  to  make  open- 
ings thru  the  pavement,  but  a  great  many  blocks  are  broken  and  destroyed, 
and  so  must  be  replaced  with  new.     The  blocks  taken  up,  even  if  not 
broken,  are  coated  with  the  cement  and  must  be  cleaned  before  being  used 
again.     It  may  be  said  that  this  extra  cost  is  not  borne  by  the  city,  but  by 
the  parties  who  make  the  openings.     This  may  be  true,  but  the  expense  is 
borne  by  someone,  and  it  must  come  from  the  pockets  of  the  property 
owner  either  in  direct  payment  to  the  party  who  makes  the  openings  or 
in  a  reduction  of  dividends  or  returns  on  his  investment  if  the  openings 
are  made  by  corporations.     These  openings  are  replaced  with  difficulty 
because  it  is  almost  impossible  in  this  country  to  keep  traffic  from  a  repaved 
trench  long  enough  to  allow  the  cement  grout  to  set.     It  may  be  argued 
that  this  should  not  be,  but  as  a  matter  of  fact  it  is,  and  a  different  result 
cannot  be  easily  obtained. 

American  Methods  of  Filling  Joints.  The  specifications  for  joint  filling 
adopted  in  1016  by  the  Am.  Soc.  Mun.  Imp.  are  included  in  Art.  9. 

The  Borough  of  Brooklyn,  New  York  City,  has  laid  some  stone  pavements 
with  grouted  joints,  and  in  1915  provided  specifications  for  a  cement  grout  filler,  s 
tar  and  gravel  filler,  a  refined  asphalt  joint  filler,  and  a  filler  composed  of  coal  tar 
pitch  and  hot  dry  sand  mixed  in  the  proportion  of  1  :  1.  The  specifications  used  by 
the  Bureau  of  Highways  for  the  different  fillers  enumerated  do  not  vary  materially 
from  those  herein  given. 

The  Bureau  of  Highways,  Borough  of  Manhattan,  New  York  City,  provided  in  1914 
for  a  bituminous  joint  filler  as  follows: 

"The  joint  filler  used  shall  be  a  mixture  of  paving  cement,  described  hereafter,  and 
hot,  dry  sand  in  the  proportion  of  one  part  sand  to  one  part  paving  cement  by  volume, 
or  as  much  sand  up  to  that  proportion  as  the  paving  cement  will  carry.  The  sand 
shall  be  clean  and  sharp  and  all  of  it  shall  pass  a  10-mesh  screen.  It  shall  be  thoroly 
mixed  with  the  paving  cement  by  stirring  or  otherwise.  The  mixture  shall  be  poured 
into  the  joints  until  they  are  full  and  remain  full,  repouring  being  done  if  necessary  so 
that  they  shall  remain  permanently  filled  flush  with  the  surface  of  the  pavement. 

"The  coal  tar  paving  cement  shall  be  a  straight  run  residue  obtained  from  the  dis- 
tillation of  coal  tar  and  shall  comply  with  the  following  requirements: 

1.  Melting  point  shall  be  not  lower  than  13°  C  (110°  F)  nor  higher  than  52°  C 
(125°  F). 

2.  Free  carbon  shall  not  be  less  than  20  nor  more  than  35%. 

8.  Specific  gravity  at  25°  C  (77°  F)  shall  not  be  less  than  1.22  nor  more  than  1.30. 
'    a-iednc  gravity  of  the  distillate  to  354°  C  (670°  F)  shall  not  be  less  than  1.06 
(140°  F)  compared  with  water  at  the  same  temperature. 
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"  The  Contractor  before  beginning  work  on  any  contract  shall  obtain  from  the  Engi- 
neer a  statement  in  writing  as  to  tfce  melting  points  desired  for  that  particular  contract 
and  at  variation  of  2.8°  C  (5°  F)  either  way  will  be  permitted  from  this  melting  point, 
but  within  the  limits  as  indicated  above.  The  kettles  in  which  the  coal  tar  paving 
cement  is  heated  on  the  street  shall  be  equipped  with  approved  thermometers  and  the 
paving  cement  shall  be  heated  to  a  temperature  of  not  less  than  121°  C  (260°  F)  nor 
more  than  149°  C  (300°  F)  and  shall  be  poured  when  between  these  limits. 

*•  The  asphaltic  paving  cement  shall  be  obtained  by  the  distillation  of  an  asphaltic 
petroleum  at  a  temperature  not  exceeding  700°  C  (1292°  F),  and  shall  comply  with 
the  following  requirements: 

1 .  It  shall  be  homogeneous. 

2.  Melting  point  shall  not  be  leas  than  54°  C  (180°  F)  nor  more  than  68°  C  (146°  F). 

3.  Solubility  in  carbon  tetrachloride  shall  not  be  less  than  98.5%. 

4-  Penetration  at  25°  C  (77°  F)  shall  not  be  less  than  60  ner  more  than  100,  the 
penetration  test  being  made  with  a  No.  2  needle  for  6  sec  under  a  load  of  100  g,  and 
the  penetration  at  38°  C  (100°  F)  shall  not  exceed  three  times  its  penetration  at  26°  C 
(77°  F),  the  condition  of  time  and  load  being  as  above  established.  The  Contractor 
before  beginning  work  shall  obtain  from  the  Engineer  a  statement  in  writing  as  to 
the  penetration  desired  for  any  particular  contract  and  a  variation  of  not  greater 
than  ten  points  either  way  from  this  penetration  will  be  permitted. 

6.  Ductility  at  25°  C  (77°  F)  shall  not  be  leas  than  40  cm  at  the  penetration  called  for. 

6.  It  shall  not  lose  more  than  8%  by  volatilization  when  maintained  at  a  tempera- 
ture of  163°  C  (825°  F)  for  6  hr,  nor  shall  the  penetration  of  the  residue,  after  such 
heating,  be  leas  than  one-half  the  original  penetration." 

Chicago:  "After  ramming,  the  spaces  between  the  blocks  are  to  be  completely 
filled  with  a  paving  pitch  which  shall  conform  to  the  following  requirements: 

1.  It  must  be  obtained  from  coal  tar  only  and  there  must  be  no  admixture  with 
it  of  any  material  not  obtained  from  coal  tar. 

2.  Its  specific  gravity  at  25°  C  (77°  F)  shall  be  not  less  than  1.17,  nor  more  than  1.80. 

3.  It  shall  contain  not  less  than  22  nor  more  than  37%  of  free  carbon,  the  free 
carbon  being  defined  as  the  organic  material  insoluble  in  cold  carbon  disulphide  after 
digesting  12  hr  at  room  temperature. 

4.  On  heating  100  g  of  the  pitch  to  316°  C  (600°  F),  the  distillate  shall  not  exceed 
8%  by  weight.  The  distillation  shall  be  conducted  In  an  8-oz  asbestos  jacketed  retort, 
in  which  is  inserted  a  3-in  immersion  thermometer,  the  bottom  of  which  extends  to 
within  H  in  of  the  surface  of  the  pitch  when  in  a  fluid  state,  and  the  temperature 
increased  at  the  rate  of  11°  C  (20°  F)  per  min  until  the  first  drop  of  distillate  is  formed, 
and  thereafter  at  approximately  the  rate  of  1  drop  per  sec.  The  total  length  between 
the  thermometer  entering  the  retort  and  the  end  of  the  adaptor  shall  be  22  in.  Two 
sheets  of  wire  gauze  each  20-mesh  fine  are  placed  between  the  bottom  of  the  retort 
and  the  burner. 

6.  The  melting  point  of  the  pitch  shall  be  not  less  than  54°  C  (180°  F)  and  not 
more  than  60°  C  (140°  F)  when  obtained  by  the  following  method:  Five  gsams  of  the 
pitch  are  molded  by  hand  into  the  approximate  form  of  a  cube.  Thru  the  center 
of  this  cube  is  inserted  a  Brown  &  Sharpe  gauge  bent  copper  wire,  0.08  in  in  diameter, 
from  face  to  face  of  the  cube.  The  bottom  of  the  cube  of  pitch  and  the  bulb  of  the 
thermometer  are  placed  1  in  above  the  bottom  of  a  260  cu  cm  Griffin  form  beaker 
filled  with  200  cu  cm  of  water  and  kept  at  a  temperature  of  21°  C  (70°  F)  for  15  min. 
The  temperature  is  then  raised  5°  C  (9°  F)  per  min,  until  the  softening  pitch  touches 
the  bottom  of  the  vessel,  or  a  tin  cover,  or  paper,  or  sand,  placed  therein  to  catch  the 
melted  pitch.  The  temperature  recorded  at  the  instant  the  pitch  touches  the  bottom 
h  the  melting  point  of  the  pitch. 

6.  The  penetration  of  the  jritch  shall  be  not  leas  than  75  and  not  more  than  110 
as  determined  by  the  New  York  Testing  Laboratory  Penetrometer.  The  sample 
shall  be  placed  in  water  which  is  maintained  at  38°  C  (100°  F)  for  not  leas  than  30 
min.  The  penetration  shall  be  taken  under  water  at  88°  C  (100°  F)  under  a  weight 
of  50  g  acting  for  5  sec 

"The  pitch  must  be  used  at  a  temperature  of  not  less  than  149°  C  (300°  F)  and  not 
more  than  177°  C  (850°  F)  and  be  spread  in  sections  if  the  Engineer  so  directs.  All 
joints  and  edges  of  the  block  shall  be  completely  filled  with  pitch  and  if,  after  cooling, 
the  joints  are  not  flush  and  even  with  the  surface,  they  should  be  repoured. 
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"The  Contractor  shall  provide  the  Board  of  Local  Improvements  with  a 
delivery  ticket  for  each  and  every  load  or  tank  of  paving  pitch  delivered  on  the 
Thia  ticket  must  be  signed  by  the  consignor  and  be  of  a  form  approved  by  the  Board 
of  Local  Improvements. 

"Immediately  after  the  spreading  of  the  paving  pitch,  and  while  it  is  stall  hot,  the 
blocks  shall  be  covered  to  a  depth  of  not  less  than  %  in  with  hot  roofing  graveL  This 
gravel  must  be  entirely  free  from  sand  or  loam,  and  not  exceed  ^  in  in  else.  AH 
gravel  must  be  clean,  washed,  dried  and  heated  enough  to  prevent  the  chilling  of  the 
pitch.  The  tarring  and  top  dressing  must  be  completed  each  day  to  within  5  ft  of  the 
face  of  the  blocking." 

Cleveland:  "Mastic  Filler.  The  mastic. joint  filler  shall  consist  of  a  mixture  of 
paving  pitch,  of  a  quality  hereinafter  described,  and  hot,  dry  sand,  of  fineness  herein- 
after specified,  in  the  proportion  of  one  part  pitch  and  one  part  sand  by  volume.  The 
paving  pitch  shall  be  a  straight  run  residue  obtained  from  the  distillation  of  coal  tar. 
It  shall  have  a  melting  point  of  not  less  than  43°  C  (110°  F)  or  more  than  49°  C  (120° 
F)  by  the  cube  method  of  testing,  and  shall  have  a  free  carbon  content  of  not  toss 
than  20  nor  more  than  35%.  The  sand  shall  be  fine,  clean  and  moderately  sharp 
lake  sand  of  approved  quality;  not  more  than  6%  shall  pass  a  200-mesh  sieve  and  not 
more  than  20%  shall  be  retained  on  a  40-mesh  sieve.  The  sand  shall  be  thoroly  mixed 
with  the  paving  pitch,  either  by  hand  stirring  or  by  a  mixing  machine  of  approved 
construction.  At  the  time  of  mixing,  the  sand  shall  be  heated  to  a  temperature  of 
not  less  than  177°  C  (350°  F)  and  the  pitch  shall  be  heated  to  a  temperature  of  not  bes 
than  93°  C  (200°  F)  nor  more  than  121°  C  (250°  F).  After  thoroly  mixing*  the  filler  shad 
be  poured  into  the  joints  to  the  full  depth  thereof,  repouring  until  all  joints  are  filled 
flush  with  the  surface  of  the  pavement.  Extra  care  shall  be  used  at  the  gutters  and 
around  manholes,  etc,  to  effectually  prevent  leakage  of  water  into  the  sub-roadway. 
At  the  discretion  of  the  Engineer  the  filler  may  be  flushed  into  the  joints  by  meant 
of  approved  squeegees  or  push  brooms.  In  this  event  the  joints  shall  be  flushed  foil, 
the  same  as  where  poured.  A  top  dressing  of  clean,  coarse  sand  shall  be  spread  over 
the  pavement  immediately  after  the  filler  is  applied  and  while  it  is  still  soft  and  pliable. 

"  Coal  Tar  Pa  vino  Pitch  Filler.  The  joints  or  spaces  between  the  bricks  or  stones 
and  those  between  the  bricks  or  stones  and  the  curb,  railway  tracks,  around  man- 
holes, etc,  shall  be  filled  with  coal  tar  pitch,  which  shall  comply  with  the  following 
requirements:  Physical  Properties.  When  in  place  in  the  pavement  it  shall  be  of 
such  a  character  that  it  will  adhere  firmly  to  the  paving  brick  or  stone  and  to  the 
curb,  and  shall  be  sufficiently  plastic  to  allow  for  contraction  and  expansion  in  the 
pavement  without  developing  cracks  in  the  joints.  It  shall  be  proof  against  action  by 
water  and  all  adds  and  alkalis  to  which  the  pavement  may  be  exposed.  The  filler 
shall  be  such  that  it  retains  its  consistency  under  extreme  temperature.  The  free 
carbon  shall  not  be  less  than  25  nor  more  than  40%.  The  specific  gravity  shall  not 
be  less  than  1-23  nor  more  than  1.80  at  16.6°  C  (60°  F).  It  shall  have  a  melting 
point  varying  not  more  than  2.8°  from  57°  C  (5°  from  135°  F)  determined  by  the 
cube  method. 

"  Methods  of  use.  The  filler  shall  be  heated  and  poured  into  the  joints  to  the  full 
depth  thereof,  at  a  temperature  of  not  lees  than  149°  C  (300°  F),  nor  greater  than 
177°  C  (350°  F).  All  joints  shall  be  completely  filled  to  the  top.  The  top  dressing 
of  sand  shall  be  spread  over  the  pavement  immediately  after  the  filler  is  applied  and 
while  it  is  still  soft.  In  cold  weather  the  sand  shall  be  heated  so  as  to  readily  bond 
with  the  pitch.  Extra  care  shall  be  used  at  the  gutters  and  around  catch-basins,  etc, 
to  effectually  prevent  the  leakage  of  water  into  the  sub-roadway. 

"Asphalt  Filler.  The  interstices  of  the  brick  or  stone  blocks  shall  be  completer/ 
filled  with  an  asphalt  filler  heated  to  a  temperature  of  not  leas  than  177°  C  (350°  F) 
nor  more  than  282°  C  (450°  F).  This  asphalt  filler  shall  not  contain  pitch  nor  any 
part  of  coal  tar.  It  shall  contain  at  least  98%  of  bitumen  soluble  in  carbon  dsml- 
phide.  It  shall  remain  pliable  at  all  temperatures  to  which  it  may  be  subjected  as  a 
street  paving  filler;  it  shall  be  absolutely  proof  against  water  and  street  liquids;  it 
shall  firmly  adhere  to  the  brick  or  stone  and  be  pliable  rather  than  rigid.  The  pen- 
etration, with  a  No.  2  needle,  shall  conform  to  the  following:  100  g,  5  sec  at  25°  C 
w  ¥)  25  to  60;  200  g,  1  min  at  0°  C  (32°  F)  not  below  25;  60  g,  5  sec  at  46°  C  (115° F) 
ove  110.  Care  should  be  exercised  to  completely  fill  all  openings  around 
:ructures,  and  the  atreet  shall  not  be  used  for  traffic  until  the  filler  is  com* 
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pletely  set.    A  top  dressing  of  sand  shall  be  spread  immediately  after  the  filler  is 
applied  and  while  it  is  still  soft." 

Boston:  "With  Gravel  Joints.  If  the  blocks  are  to  be  laid  with  gravel  joints,  the 
blocks  after  being  rammed,  as  aforesaid,  are  to  be  covered  with  clean,  coarse-screened 
sand,  thoroly  dried,  by  artificial  heat  if  necessary,  and  the  sand  is  to  be  raked  or  swept 
until  the  joints  are  filled  therewith;  the  entire  area  is  then  to  be  covered  with  a  layer 
of  the  same  sand  at  least  1  in  thick. 

"With  Pitch  Joints.  If  the  blocks  are  to  be  laid  with  pitch  joints,  they  are  to  be 
laid  as  above,  but  the  covering  is  to  be  washed  pebbles,  equal  in  quality  to  the  best 
Lone  Island  white  pebbles,  that  will  pass  thru  a  %-in  screen  and  will  not  pass  thru 
a  $£-in  screen  when  number  one  blocks  are  used.  If  special-cut  blocks  are  used  the 
openings  are  to  be  H  and  \i  in  respectively.  They  are  to  be  thoroly  heated  and 
raked  or  swept  and  the  blocks  are  to  be  thoroly  rammed  as  aforesaid,  and  the  joints 
filled  with  pebbles  to  within  1  in  of  the  surface;  the  joints  are  then  to  be  filled  with 
a  paving  cement  of  proper  consistency  until  they  will  receive  no  more  and  are  filled 
flush  to  the  grade  and  crown  of  the  finished  roadway;  any  cement  left  upon  the  top 
of  the  blocks  is  to  be  covered  with  dry  sand,  sufficient  to  absorb  the  cement,  if  so 
required  by  the  Commissioner;  the  paving  cement  is  to  be  obtained  by  the  direct 
distillation  of  coal  tar  and  is  to  be  kept  at  a  temperature  of  149°  C  (300°  F)  while 
being  used. 

"  With  Grout  Joints.  If  the  blocks  are  to  be  laid  with  grout  joints,  they  are  to  be 
laid,  covered  and  rammed  as  provided  for  pitch  joints  and  then  the  joints  are  to  be 
filled  as  provided  for  the  pitch  joints,  but  with  grout  which  is  to  consist  by  measure, 
of  one  part  of  Portland  cement  to  one  part  of  clean,  sharp  and  fine  sand;  the  cement 
and  sand  just  before  the  grout  is  to  be  used  to  be  thoroly  mixed  dry  in  a  manner  ap- 
proved by  the  Commissioner;  enough  water  is  then  to  be  added  and  the  grout  thoroly 
worked  with  hoes  or  other  tools  to  the  proper  consistency." 

Philadelphia:  "Grout  Joint  Filler:  Immediately  after  the  blocks  are  laid,  suffi- 
cient gravel  shall  be  spread  over  the  surface  and  swept  into  the  joints  so  as  to  fill  the 
apace  between  the  blocks  to  a  depth  of  about  2  in  from  the  bottom.  The  blocks  shall 
then  be  rammed  to  thoroly  settle  and  compact  this  layer  of  gravel  in  the  joints,  and 
so  as  to  leave  no  blocks  above  or  below  the  general  surface  of  the  finished  pavement. 
After  the  blocks  have  been  brought  to  a  uniform  surface,  grout  filler,  composed  of  one 
part  of  Portland  cement  and  one  and  one-half  parts  of  clean,  sharp  sand  mixed  with 
clean,  fresh  water  in  such  quantity  as  in  the  opinion  of  the  Chief  of  the  Bureau  is 
necessary  to  give  the  proper  consistency,  shall  be  poured  into  the  joints  until  filled 
and  surplus  grout  appears  on  the  surface.  The  grout  shall  be  broomed  into  the  joints, 
if  necessary  to  fill  them,  and  the  operation  shall  be  continued  as  the  grout  settles, 
until  the  joints  are  thoroly  filled  flush  with  the  surface  of  the  blocks,  immediately  after 
which  the  entire  pavement  shall  be  broomed  to  a  smooth  surface,  sufficient  grout  being 
applied  to  bring  the  surface  even  with  the  highest  part  of  any  of  the  blocks.  The 
blocks  shall  be  wetted  by  sprinkling  with  water  immediately  before  applying  the 
grout,  if  dry  or  heated  atmospheric  conditions  require  this  precaution  to  be  taken. 
A  squeegee  scraper  shall  be  used  on  the  last  application  of  the  grout.  Within  H  to 
%  hr  after  the  last  application  has  been  made  and  the  grout  between  the  joints  has 
folly  subsided  and  the  initial  set  is  taking  place,  the  whole  surface  shall  be  lightly 
sprinkled  with  water  and  the  surplus  grout  left  on  the  top  shall  be  swept  into  the 
joints,  bringing  them  up  flush  and  full.  After  the  grouting  is  done  and  a  sufficient 
time  for  initial  set  has  elapsed,  so  that  a  coating  of  sand  will  not  absorb  any  moisture 
from  the  grout,  H  in  of  sand  shall  be  spread  over  the  whole  surface.  When  the  work 
is  subjected  to  an  air  temperature  of  24°  C  (75°  F)  or  more,  the  sand  shall  be  sprinkled 
three  times  a  day  for  8  days.  The  highway  shall  be  kept  closed  to  traffic  for  at  least 
10  days.  Should  the  bond  between  the  blocks  become  broken,  the  joints  shall  be 
cleaned  out,  even  if  it  is  necessary  to  take  up  and  relay  the  blocks.  The  part  so  taken 
up  and  relaid  shall  be  regrouted  and  protected  until  hardened. 

"Bituminous  Joint  Filler,  Specification  A:  Immediately  after  the  blocks  are 
laid,  sufficient  coarse  hot  gravel  shall  be  spread  over  the  surface  and  swept  into  the 
joints  so  as  to  fill  the  space  between  the  blocks  to  a  depth  of  about  2  in  from  the 
bottom.  The  blocks  shall  then  be  rammed  to  thoroly  settle  and  compact  the  first  layer 
of  gravel  in  the  joints  and  so  as  to  leave  no  blocks  above  or  below  the  general  surface 
of  the  finished  pavement.    The  joints  shall  then  be  poured  one-half  full  with  pitch 
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filler  as  herein  described  and  then  filled  to  within  H  in  of  the  surface  with  hot  gravel 
and  again  poured  with  the  filler.  This  last  pouring  shall  bring  the  filling  flash  with 
the  tops  of  the  blocks  at  the  joints.  The  final  pouring  of  the  filler  shall  be  immedi- 
ately followed  with  a  sufficient  amount  of  hot  gravel,  applied  at  the  joints,  to  con- 
ceal the  filler.  The  gravel  shall  be  clean,  washed  gravel  between  H  and  H  in  in  its 
largest  dimension,  not  over  25%  of  which  shall  be  of  the  H-  in  size.  Hie  filler  shall 
comply  with  the  following  test  requirements:  (1)  Specific  gravity:  It  shall  have  a 
specific  gravity  between  1.28  and  1.88  at  15.5°  C  (60°  F).  (2)  Melting  Point:  It  shall 
have  a  melting  point  between  49°  and  64°  C  (120°  and  180°  F).  (8)  Free  Carbon:  It  shall 
contain  between  20  and  80%  of  free  carbon.  The  pitch  filler  as  used  on  the  work 
shall  have  a  temperature  of  not  less  than  121°  C  (260°  F),  and  shall  at  no  time  be 
heated  above  168°  C  (825°  F).  In  applying  the  gravel  and  pitch,  care  snail  be 
taken  that  the  block  laying  is  closely  followed  by  the  filling,  and  in  no  ease  shall 
the  pavement  be  left  over  night,  or  when  work  is  stopped,  without  the  filler  being 
completed.  In  case  of  rain  stopping  the  filling  operation  before  it  is  finished,  the 
joints  shall  be  protected  by  the  use  of  waterproof  canvas  or  other  means  so  as  to 
exclude  moisture  or  water,  and,  under  no  circumstances,  shall  the  filler  be  poured 
into  wet  joints. 

"  Bituminous  Joint  Filler,  Specification  B:  Immediately  after  the  blocks  are  laid, 
sufficient  coarse,  hot  gravel  shall  be  spread  over  the  surface  and  swept  into  the  joints 
so  as  to  fill  the  space  between  the  blocks  to  a  depth  of  about  2  in  from  the  bottom. 
The  blocks  shall  be  rammed  to  thoroly  settle  and  compact  the  first  layer  of  gravel 
in  the  joints  and  so  as  to  leave  no  blocks  above  or  below  the  general  surface  of  the 
finished  pavement.  The  joints  shall  then  be  poured  one-half  full  with  a  bituminous 
filler  as  hereinafter  described,  and  then  filled  to  within  H  in  of  the  surface  with  hot 
gravel  and  again  poured  with  the  filler;  this  last  pouring  shall  be  flush  with  the  sur- 
face of  the  blocks  at  the  joints.  This  final  pouring  of  the  filler  shall  be  immediately 
followed  with  a  sufficient  amount  of  hot  gravel  applied  at  the  joints  to  cover  the  filler. 
The  gravel  shall  be  clean,  washed  gravel,  between  H  and  ^  in  in  its  largest  dimen- 
sion, not  over  25%  of  which  shall  be  of  the  }£-in  size.  The  asphalt  filler  to  be  used 
in  filling  the  joints  between  and  around  the  paving  blocks  shall  be  a  bituminous  ma- 
terial, either  natural  or  artificial,  entirely  free  from  coal  tar,  or  any  product  of  coal 
tar  distillation.  It  shall  be  waterproof,  free  from  water  or  decomposition  products, 
shall  adhere  firmly  to  the  paving  stones,  and  shall  remain  ductile  and  pliable  at  all 
climatic  temperatures  to  which  it  may  be  subjected  in  actual  use,  and  shall  not  run 
in  the  joints  in  the  hottest  temperature  of  summer,  nor  become  hard  or  brittle  thru 
the  action  of  frost.    The  asphalt  filler  shall  conform  with  the  following  requirements: 

1.  Solubility:  It  shall  contain  not  less  than  98%  pure  bitumen  soluble  in  carbon 
disulphide.  Of  the  total  amount  soluble  in  carbon  disulphide,  98.6%  shall  be  soluble 
in  carbon  tetrachloride. 

2.  Penetration:  When  tested  by  the  Dow  method  with  a  No.  2  needle  weighted 
with  200  g  and  operating  for  1  mm  at  0°  C  (32°  F),  it  shall  have  a  penetration  greater 
than  26.  When  tested  with  a  No.  2  needle  weighted  with  50  g  and  operating  for  5 
sec  at  46°  C  (115°  F),  it  shall  have  a  penetration  not  greater  than  110.  When  tested 
with  a  No.  2  needle,  weighted  with  100  g  and  operating  for  6  se6  at  25°  C  (77°  F),  it 
shall  have  a  penetration  between  the  limits  of  from  26  to  60. 

3.  Viscosity:  One-half  gram  of  the  material  when  made  into  a  ball  shall  not  melt 
and  drip  thru  an  aperture  1  mm  in  diameter  at  less  than  98°  C  (200°  F)." 

Rochester:  "If  a  paving  pitch  filler  is  used,  the  joints  shall  be  filled  with  dean, 
dry,  hot  gravel  of  proper  size  as  herein  specified,  heated  in  pans  especially  provided 
for  that  purpose,  and  poured  from  cans  having  small  spouts  and  thoroly  settled  in 
plice  with  wire  picks  until  the  level  of  the  gravel  is  at  least  2  in  below  the  top  of  the 
pavement.  The  gravel  used  between  the  blocks  shall  be  of  such  size  as  will  pass 
thru  a  sieve  having  4  meshes  per  sq  in,  and  be  retained  on  a  sieve  of  64  meshes  per  sq 
in,  and  must  be  screened  when  dry." 

European  Methods  of  Filling  Joints. 

Manchester,  England:  "The  joints  to  be  filled  with  M-in  chippings  of  limestone  or 
other  approved  stone,  and  to  be  flushed  with  a  preparation  of  pitch  and  tar  of  ap- 

~i  quality  thoroly  boiled,  and  mixed  in  proportions  satisfactory  to  the  Surveyor; 

•ment  to  be  lightly  covered  with  paving  chippings." 

i:  "The  stones  to  be  well  rammed  and  back  rammed,  at  the  option  and  as 
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directed  by  the  Engineer,  to  a  uniform  surface,  and  jointed  with  a  bitumen  composed 
of  tar,  pitch  and  creosote  in  approved  proportions,  and  as  the  work  proceeds  to  be 
well  flushed  with  sharp  Thames  sand  and  cement  or  lime,  as  may  be  directed,  in  the 
proportion  of  6  to  1,  and  coated  if  so  directed,  with  fine  hoggin.  If  the  Engineer  shall 
so  direct,  the  bitumen  shall  be  omitted  and  the  setts  entirely  grouted  up  with  three 
to  one  cement  grout." 

Liverpool:  "The  joints  shall  then  be  carefully  grouted  until  perfectly  filled  with 
a  hot  composition  consisting  of  coal  pitch  and  creosote  oil,  and  finally  the  pavement 
shall  be  covered  with  H  in  of  sharp  gravel. 

"Spbcial  Coal  Tar  Pitch.  The  pitch  shall  yield  no  matter  volatile  below  270°  C 
(518°  F)  when  subjected  to  dry  distillation,  and  its  total  volatile  organic  matter  shall 
not  fall  below  80%.  It  shall  not  contain  more  than  80%  of  its  weight  of  matter 
insoluble  in  petroleum  spirit  of  0.700  specific  gravity  (boiling)  and  must  be  free  from 
extraneous  matter,  such  as  sand  and  grit.  It  must  twist  fairly  after  immersion  for 
2  mln  in  water  at  60°  C  (140°  F),  but  not  under  66°  C  (181°  F). 

"Spbcial  Craosora  Oil.  The  oil  supplied  shall  be  obtained  exclusively  by  the 
distillation  of  coal  tar,  and  shall  not  contain  any  portion  of  the  distillate  obtained 
below  240°  C  (464°  F).  None  of  it  shall  re-distill  below  240°  C  (464°  F).  The  oil  as 
obtained  by  distillation  of  coal  tar  shall  not  be  treated  in  any  way,  either  by  the 
addition  of  any  coal  tar  product,  or  by  the  extraction  of  any  of  its  constituents,  ex- 
cepting such  extraction  as  may  be  necessary  to  comply  with  the  following  clause. 
It  shall  contain  no  moisture.  It  shall  contain  no  solid  matter  at  16.5°  C  (60°  F)  and 
shajl  have  a  specific  gravity  of  not  less  than  1.075  taking  water  as  1.00  at  15.6°  C 
(60°  F).  It  shall  contain  not  less  than  40%  of  its  constituents  that  do  not  distill 
over  below  320°  C  (608°  F)  and  the  60%  which  does  distill  over  below  820°  C  (608° 
F)  shall  contain  10%  of  tar  adds,  to  be  extracted  by  soda,  specific  gravity  1.125 
(water  1.00)." 

The  Edinburgh  specifications  state  that  the  joints  shall  be  filled  flush  with  boiling 
hot  pitch,  prepared  and  tempered  with  creosote  oil,  and  the  specifications  for  the  ssme 
are  as  follows:  "  The  asphalte  for  grouting  causeway  joints  shall  be  composed  of  best 
quality  pitch  and  creosote  oil,  boiled  together  in  proportions  of  about  1000  lb  pitch 
to  15  gal  oil.  The  pitch  shall  be  free  from  grit  or  sand,  but  shall  contain  a  sufficient 
proportion  of  heavy  non-volatile  oils.  The  creosote  oil  shall  be  obtained  only  from 
coal  tar,  and  be  of  at  least  1.060  specific  gravity,  at  16.5°  C  (60°  F).  The  mixture 
shall  be  tempered  so  that,  when  boiled,  and  cooled  in  water  to  16.5°  C  (60°  F),  it  shall 
be  capable  of  stretching  out  to  fine  threads,  at  least  86  in  long,  before  rupture;  and, 
with  a  detached  8  ft  length,  be  capable  of  striking  a  hard  blow  on  any  smooth  surface 
without  cracking." 

Glasgow,  which  awards  contracts  for  8  years  and  furnishes  the  blocks,  provides 
that  the  paving  shall  be  well  grouted  with  cement  or  pitch  grout,  as  directed,  and 
shall  then  be  covered  with  sand  H  in  in  depth.  The  following  are  the  requirements 
for  the  pitch  and  cement  grout.  Pitch  grout  shall  consist  of  pitch  and  oil  made 
from  pure  coal  tar,  manufactured  In  gas-works  by  the  destructive  distillation  of  coal 
in  dose  retorts.  No  blast  furnace,  iron-works,  or  coke-oven  pitch  or  oil  will  be  al- 
lowed to  be  used.  The  oil  shall  be  of  a  specific  gravity  of  from  1.082  to  1.050  at 
15.5°  C  (60°  F).  The  flash  test  shall  not  be  under  47°  C  (116°  F).  Sufficient  oil 
shall  be  used  to  produce  a  plastic  grout.  The  grout  shall  be  boiling  hot  when  used. 
The  Contractor  shall  intimate  to  the  Master  of  Works  the  names  of  the  persons  from 
whom  the  pitch  and  oil  are  to  be  obtained.  The  pitch  boilers  shall  be  so  constructed 
that  the  vapors  from  the  boiling  material  shall  be  conveyed  into  the  furnace,  which 
shall  beeflred  with  the  best  coke.  No  coal  shall  be  used.  When  the  Master  of  Works 
considers  it  necessary,  crushed  granite  shall  be  used  for  partly  filling  in  the  joints  of 
the  setts.  The  granite  must  be  kiln-dried,  and  then  passed  over  a  riddle  of  H-in 
mesh  to  remove  all  sand  and  dust,  and  shall  be  laid  in  the  joints  in  two  layers. 
Previous  to  the  granite  being  put  between  the  joints,  pitch  shall  be  run  in  to  the  depth 
of  1  in,  the  first  layer  of  granite  shall  then  be  put  in,  and  be  thoroly  grouted  with 
pitch;  the  second  layer  of  granite  shall  then  be  put  in  to  fill  the  joints  level  with  the 
surface,  and  be  also  thoroly  grouted.  One  ton  of  crushed  granite  shall  do  not  less 
than  240  sq  yd." 

In  certain  cities  of  Great  Britain,  where  the  character  of  stone  block  work  was  re- 
ported to  the' Third  Int.  Road  Conga.  London,  1918,  the  following  fillers  were  used: 
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Aberdeen,  mixture  of  pitch  and  tar;  Bradford,  pitch;  Sheffield,  mixture  of  pitch 
and  tar,  or  cement  mortar. 

Inspection.  The  inspector  who  has  charge  of  the  construction  of  a  atone 
block  pavement  must  watch  carefully  to  see,  not  only  that  the  require- 
ments of  the  specifications  are  carried  out,  but  must  watch  in  detail  the 
workmen  so  that  the  little  things,  which  often  add  so  much  to  the  general 
result,  will  be  well  dene.  For  instance,  it  is  extremely  necessary  that  the 
ramming  be  carried  on  carefully  and  the  blocks  firmly  bedded  in  such  a 
way  as  to  leave  the  surface  true  and  even,  so  that  when  heavy  traffic  comes 
upon  the  blocks,  individual  blocks  will  not  be  depressed  below  those  adjacent 
and  thus  deform  the  surface.  Special  care  should  be  given  to  the  joints 
when  the  blocks  are  laid,  as  after  they  are  rammed  and  trued  up,  the  width 
of  the  joints  always  is  larger  than  before,  prdbably  due  to  the  fact  that 
the  blocks  are  not  always  set  vertically  by  the  paver  himself.  No  matter 
what  filler  is  used,  the  joints  should  be  made  absolutely  full,  and  preferably 
as  nearly  that  as  possible  at  the  first  pouring.  If  bituminous  cement  is 
used,  it  is  poured  hot;  and  if  it  is  allowed  to  cool  and  soak  away,  leaving 
voids,  it  is  not  always  possible  to  fill  the  joints  completely,  or  to  know  even 
if  they  have  been  filled.  With  a  Portland  cement  filler,  some  specifications 
require  that  the  blocks  shall  be  entirely  covered  with  the  grouting  to  a 
specified  depth.  This  seems  unnecessary,  as  the  grouting  will  wear  off 
unevenly,  making  the  surface  of  the  pavement  rough,  and  not  adding  ma- 
terially to  its  life.  When  a  Portland  cement  filler  is  used  it  is  of  the 
greatest  importance  that  all  traffic  should  be  kept  off  the  pavement  until 
the  cement  has  thoroly  set. 

8.    Recut  Blocks 

Description.  For  many  years  the  granite  blocks  taken  from  a  street 
when  a  new  pavement  was  to  be  laid  were  not  considered  to  be  of  any 
particular  value  for  use  in  city  streets;  they  were  sold  for  use  in  freight 
terminals  and  similar  locations  where  a  first-class  pavement  was  not  re- 
quired. About  1908,  however,  some  of  the  granite  block  producers  of 
New  York  City  took  up  tho  question  of  recutting  the  old  blocks  and  lay- 
ing them  in  a  new  pavement.  These  old  blocks  were  from  7  to  8  in  in 
depth,  and  some  of  them  14  in  long.  The  idea  was  to  break  them  in  two, 
in  the  center,  and  to  use  the  new  face  as  the  head  of  the  block.  This  would 
give  a  block  from  5  to  6  in  deep,  if  the  original  blocks  were  10  and  12  in  long. 
If  necessary,  the  old  head  of  the  block  could  be  dressed  so  that  it  would 
have  a  very  good  shape.  In  order  to  get  the  best  results  from  work  of  this 
character  a  little  more  variation  must  bo  allowed  in  the  specifications,  and 
that  is  permissible,  as  generally  this  work  is  done  on  streets  of  light  "traffic. 
Success,  too,  depends  to  a  great  extent  upon  tho  character  of  the  granite 
in  the  old  blocks,  as  some  will  break  much  more  easily  than  others.  It  is 
undoubtedly  true,  with  the  idea  of  the  smaller  granite  blocks,  that  a  great 
many  of  the  old  blocks  can  be  utilized,  and  if  recut  as  before  described  and 
laid  on  streets  of  moderate  traffic,  excellent  results  can  be  obtained. 

The  Bureau  of  Highways,  Brooklyn,  N.  Y.,  has  laid  a  considerable  quantity  of  tUi 
pavement,  and  with  satisfactory  results;  and  the  specifications  for  this  pavement 
are  as  follows:  "When  the  use  of  blocks  recut  from  old  granite  blocks  is  permitted 
under  the  contract,  such  blocks  shall  comply  with  the  specifications  for  quality  ai 
required  for  new  blocks,  and  be  of  the  following  dimensions,  not  less  than  6  nor  more 
than  10  in  long  on  top,  not  less  than  3M  nor  more  than  AlA  in  wide  on  top,  and  not 
leas  than  4%  nor  more  than  5>£  in  deep.  The  recut  blocks  shall  be  dressed  in  the 
manner  specified  for  new  blocks,  except  that  the  sides  and  ends  shall  be  sufficiently 
th  to  permit  of  the  blocks  being  laid  with  joints  not  exceeding  Jf  in  in  width 
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at  the  top  and  for  1  in  downward  therefrom,  and  not  exceeding  1  in  at  any  other  part 
of  the  joint." 

Borough  of  Manhattan,  New  York  City.  A  contract  was  carried  out  in  the  Borough 
of  Manhattan,  in  1914,  amounting  to  something  over  5000  sq  yd  of  recut  blocks,  the 
blocks  being  broken  in  two  and  laid  with  the  newly  broken  side  up,  on  a  1-in  sand 
cushion.  A  portion  of  this  pavement  was  filled  with  tar  and  another  portion  with 
cement  grout,  the  object  being  to  ascertain  the  difference  in  wear  of  the  two  methods. 
This  pavement  cost  $1.45  per  sq  yd,  not  including  the  foundation. 

Borough  of  the  Bronx,  New  York  City.  Probably  the  first  street  laid  of  recut  blocks 
was  in  the  Borough  of  the  Bronx  in  1909.  The  specifications  called  for  the  blocks 
to  be  6  to  12  in  long,  3^  to  4M  in  wide,  and  5}4  to  6H  hi  deep,  and,  as  the  work  as 
a  -whole  was  an  experiment  to  a  certain  extent,  blocks  4%  or  even  5  in  in  width  were 
used  provided  all  courses  were  of  the  same  width.  The  price  bid  for  the  work  was 
^1.25  per  sq  yd  for  the  granite  laid.  The  joints  were  filled  with  cement  grout,  so  that 
all  the  small  inequalities  of  the  blocks  were  filled.  The  result  was  a  first-class  pave- 
ment for  light  traffic  streets  and  at  a  very  small  price.  The  contractor  was  paid,  for 
wnOrmg  the  blocks,  $10  per  thousand. 

Philadelphia.  More  recently,  a  street  in  Philadelphia,  containing  over  10  000  sq  yd, 
-was  laid  of  blocks  reclipped  at  a  cost,  including  the  sand  cushion,  of  $1.43  per  sq  yd, 
the  old  concrete  being  used.  The  specifications  called  for  the  blocks  to  be  redressed,  of 
dimensions  5  to  6  in  deep,  5  to  7  in  long,  and  8  34  to  5  in  wide. 

In  Troy,  N.  Y.,  in  1913,  a  pavement  of  old  blocks  was  relaid,  but  cut  by  a  little  dif- 
ferent method.  The  blocks  were  practically  of  regulation  size,  and  were  first  halved, 
and  then  quartered,  so  that  they  were  from  7  to  9  in  long,  4  to  5  in  wide,  and  4  to  5  in 
deep.  These  blocks  were  laid  on  a  sand  cushion,  and  grouted  with  Portland  cement. 
The  cost  was  $2.30  per  sq  yd  including  foundation,  with  maintenance  for  a  period 
of  5  years.  In  this  work  it  is  stated  that  an  excess  of  25%  of  blocks  was  obtained 
over  and  above  what  was  required  for  the  street  itself,  and  that  the  contractor  was 
allowed  $15  per  thousand  for  them  delivered  within  a  radius  of  \i  mile  from  the 
place  of  cutting.  The  price  for  the  standard  pavements  in  Troy  had  been  on  an 
average  $3.85  per  sq  yd. 

The  City  of  Newark,  N.  J.,  has  probably  laid  more  of  this  pavement  than  any  other 
city.  In  1914  it  let  contracts  for  32  500  sq  yd  of  recut  blocks,  with  grouted  joints, 
at  an  average  cost  of  $2.50  per  sq  yd.  In  1914,  Howell  (15)  stated  that  the  old 
blocks  there  ran  from  10  to  14  in  in  length;  that  a  block  maker  in  a  day  of  8  hr 
could  cut  175  blocks,  making  350  small  ones,  and  that  the  city  sold  the  contractor 
the  old  blocks  at.  $30  per  thousand,  which  would  make  the  smaller  ones  cost  him  $15 
per  thousand,  including  the  cutting.  The  blocks  ran  21  to  the  yard  for  the  large  size 
and  42  to  the  yard  for  the  small  size. 

9.    Specifications  for  Construction 

The  following  specifications  were  adopted  in  1916  by  the  Am.  Soc.  Mun. 
Imp.  For  sections  covering  physical  properties  of  stone  blocks  see  Art.  5. 
Specifications  relative  to  the  practice  in  several  American  and  European 
cities  pertaining  to  methods  and  materials  employed  in  filling  joints  in 
stone  block  pavements  will  be  found  in  Art.  7. 

"  Sub-Foundation.  Any  soft  or  spongy  material  below  the  subgrade,  shall  be  replaced 
with  sand,  gravel  or  other  material,  as  directed  by  the  engineer,  and  thoroly  rammed 
or  rolled.  When  such  extra  fill  exceeds  5  cu  yd,  payment  will  be  made  for  the  excess. 
Care  shall  be  taken  in  excavating  not  to  disturb  the  sub-foundation,  except  where 
necessary  to  remove  the  soft  or  spongy  materials.  The  entire  sub-foundation  shall 
be  compact  and  hard,  and  the  contractor  shall  be  required  to  ram  or  roll  it  thoroly 
with  a  roller  satisfactory  to  the  engineer. 

M  Cement-Concrete  Foundation.  After  the  sub-foundation  has  been  prepared  to  the 
satisfaction  of  the  engineer,  a  concrete  foundation  6  in  thick  shall  be  laid  thereon. 
The  concrete  shall  conform  to  the  Am.  Soc.  Mun.  Imp.  specifications  for  concrete 
for  pavement  foundation.  The  grading  and  sub-foundation  shall  be  completed  at 
least  50  ft  in  advance  of  the  laying  of  concrete. 

"  Cushion  Course,    On  the  concrete  base  shall  be  spread  a  layer,  averaging  1  io  in 
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depth,  of  clean,  coarse,  dry  sand,  free  from  all  gravel  exceeding  Ji  in  in  size.  Upon 
this  sand  bed  the  blocks  shall  be  laid  in  courses  at  right  angles  to  the  line  of  the  street, 
and  in  a  straight  line  from  curb  to  curb,  except  in  special  cases,  when  they  shall  be 
laid  at  such  an  angle  as  may  be  directed  by  the  engineer.  The  blocks  shall  be  laid 
as  closely  as  possible,  each  block  touching  the  adjoining  one  on  sides  and  ends,  and 
in  courses  of  uniform  width.  Ail  joints  shall  be  broken  with  a  lap  of  at  least  3  in. 
The  blocks  shall  not  be  laid  more  than  26  ft  in  advance  of  the  ramming. 

"Ramming.  After  the  blocks  are  laid,  they  shall  be  rammed  to  a  solid  bearing; 
the  joints  shall  be  adjusted;  all  unsatisfactory  blocks  shall  be  taken  out  with  tongs, 
and  all  low  blocks  shall  be  raised  by  adding  to  the  bed.  The  whole  pavement  shall 
then  be  rammed  to  an  even  and  true  surface.  Pinch  bars  shall  not  be  used  except 
by  special  permission  of  the  engineer  and  no  sand  shall  be  placed  in  the  joint  except 
when  mixed  with  the  bituminous  filler  specified  hereafter. 

"  Filling  Joints.  The  following  specifications  A,  B,  or  C,  shall  govern  the  use  of 
Tar  Pitch  (A),  Asphalt  (B),  or  Cement  Grout  (C),  depending  upon  the  kind  of  filler 
to  be  used  in  the  joints. 

"A.  Tar  Pitch  Filler.  The  joint  filler  used  shall  be  the  paving  pitch  hereafter  de- 
scribed thoroly  mixed  with  as  much  hot,  dry  sand,  as  the  pitch  will  carry,  but  in  no 
case  shall  the  volume  of  the  sand  exceed  the  volume  of  the  pitch.  The  sand  shall 
be  fine  and  clean,  and  all  of  it  shall  pass  a  20-mesh  sieve.  It  shall  be  heated  to  a 
temperature  of  not  less  than  149°  C  (300°  F)  nor  more  than  205°  C  (400°  F)  and  shall 
be  between  these  limits  when  mixed  with  the  paving  pitch.  The  paving  pitch  shall  be 
heated  in  kettles  properly  equipped  with  an  approved  thermometer,  which  shall 
register  the  temperature  of  the  pitch.  The  mixture  shall  be  flushed  on  the  surface  of 
the  blocks  and  pushed  into  the  joints  with  suitable  tools,  reflushing  or  repouring  if 
necessary,  until  the  joints  remain  permanently  filled  flush  with  the  surface  of  the 
pavement.    As  little  as  possible  of  the  mixture  shall  be  left  on  the  surface. 

"The  tar  pitch  shall  comply  with  the  following  requirements: 

1.  It  shall  have  a  specific  gravity  between  1.23  and  1.33  at  15.5°  C  (60°  F). 

2.  It  shall  have  a  melting  point  between  46°  and  57°  C  (1 15°  and  135°  F),  determined 
by  the  cube  method  in  water. 

3.  It  shall  contain  not  less  than  20%  nor  more  than  35%  of  free  carbon  insoluble 
in  hot  benzol  or  chloroform. 

4.  It  shall  contain  not  more  than  0.5%  of  inorganic  matter. 

5.  It  shall  be  free  from  water. 

6.  It  shall  have  a  ductility  of  not  less  than  60  cm  at  25°  C  (77°  F). 

"  The  tar  pitch  shall  be  used  on  the  work  at  a  temperature  of  not  less  than  121°  C 
(260°  F)  and  shall  at  no  time  be  heated  above  163°  C  (325°  F).  It  shall  be  deliv- 
ered where  directed  by  the  engineer  in  time  to  allow  for  examination  and  analysis. 
In  applying  the  filler,  care  shall  be  taken  that  the  pavers  are  closely  followed  by  the 
filler  gang,  and  in  no  case  shall  the  paving  be  left  over  night,  or  when  work  is  stopped, 
without  the  filling  of  the  joints  being  completed.  In  case  rain  stops  the  filler  gang 
before  its  work  is  finished,  the  joints  shall  be  protected  by  the  use  of  tarpaulins,  or 
other  means,  to  keep  out  water.  Under  no  circumstances  shall  the  filler  be  poured 
into  wet  joints. 

"B.  Asphalt  Filler.  The  joint  filler  used  shall  be  the  asphalt  cement  hereafter  de- 
scribed, thoroly  mixed  with  as  much  hot,  dry  sand  as  the  cement  will  carry,  but  in 
no  case  shall  the  volume  of  the  sand  exceed  the  volume  of  the  cement.  The  sand 
shall  be  fine  and  clean,  and  all  of  it  shall  pass  a  20-mesh  sieve.  It  shall  be  heated  to 
a  temperature  of  not  less  than  149°  C  (300°  F)  nor  more  than  205°  C  (400°  F)  and 
shall  be  between  these  limits  when  mixed  with  the  cement.  The  asphalt  cement 
shall  be  heated  in  kettles  properly  equipped  with  an  approved  thermometer,  which 
shall  register  the  temperature  of  the  cement.  The  mixture  shall  be  flushed  on  the 
surface  of  the  blocks  and  pushed  into  the  joints  with  suitable  tools,  reflushing  or 
repouring  if  necessary,  so  that  the  joints  remain  permanently  filled  flush  with  the 
surface  of  the  pavement.  As  little  as  possible  of  the  mixture  shall  be  left  on  the 
surface. 

"The  asphalt  paving  cement  shall  be  obtained  by  the  distillation  of  an  asphaltic 
—'-oleum  at  a  temperature  not  exceeding  372°  C  (700°  F),  and  shall  comply  with 
blowing  requirements: 
u  shall  be  homogeneous. 
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2.  Its  melting point  shall  not  be  less  than  54°  C  (180°  F)  nor  more  than  68°  C  (146°  F). 

3.  Its  solubility  in  carbon  tetrachloride  shall  not  be  less  than  98.5%. 

4.  Its  penetration  at  26°  C  (77°  F)  shall  not  be  less  than  60  nor  more  than  100, 
e  penetration  test  being  made  with  a  No.  2  needle  for  5  sec  under  a  load  of 
O  g  and  the  penetration  at  38°  C  (100°  F)  shall  not  exceed  three  times  its  penetra- 
>z&  at  25°  C  (77°  F),  the  condition  of  time  and  load  being  as  above  established.  The 
>n  tractor,  before  beginning  work,  shall  obtain  from  the  Engineer  a  statement  in  writ- 
g  asto  the  penetration  desired  for  any  particular  contract  and  a  variation  of  not 
es*>ter  than  ten  points  either  way  from  this  penetration  will  be  permitted. 

&.  Its  ductility  at  25°  C  (77°  F)  shall  not  be  less  than  40  cm,  the  rate  of  elongation 
ting  5  cm  per  min. 

€>.  It  shall  not  lose  more  than  8%  by  volatilization  when  maintained  at  a  tempera- 
ate  of  183°  C  (325°  F)  for  5  hr,  nor  shall  the  penetration  of  the  residue,  after  such 
sating,  be  less  than  one-half  the  original  penetration. 

"*  The  asphalt  filler  shall  be  used  on  the  work  at  a  temperature  of  not  less  than  135°  C 
175°  F)  and  shall  at  no  time  be  heated  above  177°  C  (350°  F).  It  shall  be  delivered 
here  directed  by  the  engineer  in  time  to  allow  for  examination  and  analysis.  In 
polying  the  filler,  care  shall  be  taken  that  the  pavers  are  closely  followed  by  the 
Her  gang,  and  in  no  case  shall  the  paving  be  left  over  night,  or  when  work  is 
lopped,  without  the  filling  of  the  joints  being  completed.  In  case  rain  stops  the 
der  gang  before  its  work  is  finished,  the  joints  shall  be  protected  by  tarpaulins  or 
klxer  means,  so  as  to  keep  out  water.  Under  no  circumstances  shall  the  filler  be 
cyured  into  wet  joints. 

**  C.  Cement  Grout  Filler.  After  the  pavement  has  been  brought  to  a  uniform  sur- 
use,  Portland  cement  grout  shall  be  poured  into  the  joints  until  it  appears  on  the 
mrfaee.  The  grout  shall  be  broomed  or  scraped  into  the  joints  if  necessary  to  fill 
tie  same,  and  the  operation  shall  be  repeated  as  the  grout  settles  and  before  the  initial 
»-t  has  taken  place,  until  the  joints  are  thoroly  filled  flush  with  the  surface  of  the 
locks.  Immediately  after  this  the  entire  pavement  shall  be  broomed  to  a  smooth 
Lsrfaoe.    The  blocks  shall  be  wetted  immediately  before  applying  the  grout. 

"The  cement  grout  shall  be  composed  of  one  part  of  Portland  cement  and  one  part 
ff  dean,  sharp  sand.  The  cement  and  sand  shall  be  thoroly  mixed  dry  and  only 
rmough  clean  fresh  water  shall  be  added  to  make  a  grout  which  will  flow  to  the  bottom 
f  the  joints. 

_  '*  The  grout  shall  be  machine  mixed  in  a  batch  mixer  approved  by  the  engineer  and 
hall  be  applied  to  the  joints  before  the  ingredients  have  separated.  Particular  atten- 
ion  is  called  to  the  importance  of  ascertaining  the  proportional  amount  of  water 
o  be  used  with  the  mixture  of  different  kinds  of  cement  and  sand  to  give  the  best 
esults,  and  when  the  most  advantageous  proportions  have  been  ascertained,  these 
hall  be  used. 

"After  the  grouting  is  completed,  and  a  sufficient  time  for  hardening  has  elapsed  so 
hat  a  coating  of  sand  will  not  absorb  moisture  from  the  cement  mixture,  14  in  ot 
mnd  shall  be  spread  over  the  whole  surface  and  shall  be  kept  damp  until  the  street  is 
vpened  for  traffic  After  the  grouting  is  completed  the  street  shall  be  kept  closed  and 
to  carting  or  traffic  allowed  on  any  part  of  the  grouted  pavement  until  at  least  7 
lays  have  elapsed.  Should  the  bond  between  the  blocks  become  broken,  before  the 
■rork  is  accepted,  such  defective  work  shall  be  regrouted  or  relaid  and  again  barricaded, 
ts  previously  described." 

10.    Construction  Cost  Data 

The  cost  of  construction  work  of  any  character  will  vary  according  to 
ocalities.  Prices  of  labor  and  material  are  always  different  in  different 
places,  but  if  the  correct  quantities  of  labor  and  material  are  given  for 
any  construction,  it  is  a  simple  matter  for  any  engineer  to  apply  the  costs 
d(  these  two  items  to  his  location;  so  that  in  presenting  the  cost  of  stone 
block  or  other  pavements,  it  is  intended  to  be  accurate  as  regards  the  quan- 
tity of  work  done  and  the  amount  of  material  consumed  for  any  locality, 
and  to  be  accurate  as  to  prices  of  labor  and  material  where  the  cost  of 
the  work  is  given. 
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depth,  of  clean,  coarse*  dry  sand,  free  from  all  gravel  exceeding  }£  in  in  size.  Upon 
this  sand  bed  the  blocks  shall  be  laid  in  courses  at  right  angles  to  the  line  of  the  street, 
and  in  a  straight  line  from  curb  to  curb,  except  in  special  cases,  when  they  shall  be 
laid  at  such  an  angle  as  may  be  directed  by  the  engineer.  The  blocks  shall  be  laid 
as  closely  as  possible,  each  block  touching  the  adjoining  one  on  aides  and  ends,  and 
in  courses  of  uniform  width.  All  joints  shall  be  broken  with  a  lap  of  at  least  3  in. 
The  blocks  shall  not  be  laid  more  than  26  ft  in  advance  of  the  ramming. 

"Ramming.  After  the  blocks  are  laid,  they  shall  be  rammed  to  a  solid  bearing; 
the  joints  shall  be  adjusted;  all  unsatisfactory  blocks  shall  be  taken  out  with  tongs, 
and  all  low  blocks  shall  be  raised  by  adding  to  the  bed.  The  whole  pavement  shall 
then  be  rammed  to  an  even  and  true  surface.  Pinch  bars  shall  not  be  used  except 
by  special  permission  of  the  engineer  and  no  sand  shall  be  placed  in  the  joint  except 
when  mixed  with  the  bituminous  filler  specified  hereafter. 

"  Filling  Joints.  The  following  specifications  A,  B,  or  C,  shall  govern  the  use  of 
Tar  Pitch  (A),  Asphalt  (B),  or  Cement  Grout  (C),  depending  upon  the  kind  of  filler 
to  be  used  in  the  joints. 

"A.  Tar  Pitch  Filler.  The  joint  filler  used  shall  be  the  paving  pitch  hereafter  de- 
scribed thoroly  mixed  with  as  much  hot,  dry  sand,  as  the  pitch  will  carry,  but  in  no 
case  shall  the  volume  of  the  sand  exceed  the  volume  of  the  pitch.  The  sand  shall 
be  fine  and  clean,  and  all  of  it  shall  pass  a  20-mesh  sieve.  It  shall  be  heated  to  a 
temperature  of  not  less  than  149°  C  (300°  F)  nor  more  than  206°  C  (400°  F)  and  shall 
be  between  these  limits  when  mixed  with  the  paving  pitch.  The  paving  pitch  shall  be 
heated  in  kettles  properly  equipped  with  an  approved  thermometer,  which  shall 
register  the  temperature  of  the  pitch.  The  mixture  shall  be  flushed  on  the  surface  of 
the  blocks  and  pushed  into  the  joints  with  suitable  tools,  reflushing  or  repouring  if 
necessary,  until  the  joints  remain  permanently  filled  flush  with  the  surface  of  the 
pavement.    As  little  as  possible  of  the  mixture  shall  be  left  on  the  surface. 

"The  tar  pitch  shall  comply  with  the  following  requirements: 

1.  It  shall  have  a  specific  gravity  between  1.23  and  1.33  at  15.5°  C  (60°  F). 

2.  It  shall  have  a  melting  point  between  46°  and  57°  C  (115°  and  135°  F),  determined 
by  the  cube  method  in  water. 

8.  It  shall  contain  not  less  than  20%  nor  more  than  35%  of  free  carbon  insoluble 
in  hot  benzol  or  chloroform. 

4.  It  shall  contain  not  more  than  0.6%  of  inorganic  matter. 

5.  It  shall  be  free  from  water. 

6.  It  shall  have  a  ductility  of  not  less  than  60  cm  at  25°  C  (77°  F). 

"  The  tar  pitch  shall  be  used  on  the  work  at  a  temperature  of  not  less  than  121°  C 
(250°  F)  and  shall  at  no  time  be  heated  above  163°  C  (825°  F).  It  shall  be  deliv- 
ered where  directed  by  the  engineer  in  time  to  allow  for  examination  and  analysis. 
In  applying  the  filler,  care  shall  be  taken  that  the  pavers  are  closely  followed  by  the 
filler  gang,  and  in  no  case  shall  the  paving  be  left  o^er  night,  or  when  work  is  stopped, 
without  the  filling  of  the  joints  being  completed.  In  case  rain  stops  the  filler  gang 
before  its  work  is  finished,  the  joints  shall  be  protected  by  the  use  of  tarpaulins,  or 
other  means,  to  keep  out  water.  Under  no  circumstances  shall  the  filler  be  poured 
into  wet  joints. 

"B.  Asphalt  Filler.  The  joint  filler  used  shall  be  the  asphalt  cement  hereafter  de- 
scribed, thoroly  mixed  with  as  much  hot,  dry  sand  as  the  cement  will  carry,  but  is 
no  case  shall  the  volume  of  the  sand  exceed  the  volume  of  the  cement.  The  sand 
shall  be  fine  and  clean,  and  all  of  it  shall  pass  a  20-mesh  sieve.  It  shall  be  heated  to 
a  temperature  of  not  less  than  149°  C  (300°  F)  nor  more  than  205°  C  (400°  F)  and 
shall  be  between  these  limits  when  mixed  with  the  cement.  The  asphalt  cement 
shall  be  heated  in  kettles  properly  equipped  with  an  approved  thermometer,  which 
shall  register  the  temperature  of  the  cement.  The  mixture  shall  be  flushed  on  the 
surface  of  the  blocks  and  pushed  into  the  joints  with  suitable  tools,  reflushing  or 
repouring  if  necessary,  so  that  the  joints  remain  permanently  filled  flush  with  the 
surface  of  the  pavement.  As  little  as  possible  of  the  mixture  shall  be  left  on  the 
surface. 

"  The  asphalt  paving  cement  shall  be  obtained  by  the  distillation  of  an  asphsltfc 
petroleum  at  a  temperature  not  exceeding  872°  C  (700°  F),  and  shall  comply  with 
the  following  requirements: 

1.  It  shall  be  homogeneous. 
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2.  Its  melting  point  shall  not  be  less  than  64°  C  (180°  F)  nor  more  than  68°  C  (145°  F). 

3.  Its  solubility  in  carbon  tetrachloride  shall  not  be  less  than  98.5%. 

4.  Its  penetration  at  26°  C  (77°  F)  shall  not  be  less  than  60  nor  more  than  100, 
the  penetration  test  being  made  with  a  No.  2  needle  for  5  see  under  a  load  of 
100  g  and  the  penetration  at  38°  C  (100°  F)  shall  not  exceed  three  times  its  penetra- 
tion at  25°  C  (77°  F),  the  condition  of  time  and  load  being  as  above  established.  The 
Contractor,  before  beginning  work,  shall  obtain  from  the  Engineer  a  statement  in  writ- 
ing as  to  the  penetration  desired  for  any  particular  contract  and  a  variation  of  not 
greater  than  ten  points  either  way  from  this  penetration  will  be  permitted. 

6.  Its  ductility  at  25°  C  (77°  F)  shall  not  be  less  than  40  cm,  the  rate  of  elongation 
being  5  cm  per  min. 

6.  It  shall  not  lose  more  than  3%  by  volatilization  when  maintained  at  a  tempera- 
ture of  163°  C  (325°  F)  for  6  hr,  nor  shall  the  penetration  of  the  residue,  after  such 
heating,  be  less  than  one-half  the  original  penetration. 

"  The  asphalt  filler  shall  be  used  on  the  work  at  a  temperature  of  not  less  than  186°  C 
(275°  F)  and  shall  at  no  time  be  heated  above  177°  C  (360°  F).  It  shall  be  delivered 
where  directed  by  the  engineer  in  time  to  allow  for  examination  and  analysis.  In 
applying  the  filler,  care  shall  be  taken  that  the  pavers  are  closely  followed  by  the 
filler  gang,  and  in  no  case  shall  the  paving  be  left  over  night,  or  when  work  is 
stopped,  without  the  filling  of  the  joints  being  completed.  In  esse  rain  stops  the 
filler  gang  before  its  work  is  finished,  the  joints  shall  be  protected  by  tarpaulins  or 
other  means,  so  ss  to  keep  out  water.  Under  no  circumstances  shall  the  filler  be 
poured  into  wet  joints. 

"  C.  Cement  Grout  Filler.  After  the  pavement  has  been  brought  to  a  uniform  sur- 
face, Portland  cement  grout  shall  be  poured  into  the  joints  until  it  appears  on  the 
surface.  The  grout  shall  be  broomed  or  scraped  into  the  joints  if  necessary  to  fill 
the  same,  and  the  operation  shall  be  repeated  as  the  grout  settles  and  before  the  initial 
set  has  taken  place,  until  the  joints  are  thoroly  filled  flush  with  the  surface  of  the 
blocks.  Immediately  after  this  the  entire  pavement  shall  be  broomed  to  a  smooth 
surface.     The  blocks  shall  be  wetted  immediately  before  applying  the  grout. 

"  The  cement  grout  shall  be  composed  of  one  part  of  Portland  cement  and  one  part 
of  dean,  sharp  sand.  The  cement  and  sand  shall  be  thoroly  mixed  dry  and  only 
enough  clean  fresh  water  shall  be  added  to  make  a  grout  which  will  flow  to  the  bottom 
of  the  joints. 

.  ''The  grout  shall  be  machine  mixed  in  a  batch  mixer  approved  by  the  engineer  and 
shall  be  applied  to  the  joints  before  the  ingredients  have  separated.  Particular  atten- 
tion is  called  to  the  importance  of  ascertaining  the  proportional  amount  of  water 
to  be  used  with  the  mixture  of  different  kinds  of  cement  and  sand  to  give  the  best 
results,  and  when  the  most  advantageous  proportions  have  been  ascertained,  these 
shall  be  used. 

"After  the  grouting  is  completed,  and  a  sufficient  time  for  hardening  has  elapsed  so 
that  a  coating  of  sand  will  not  absorb  moisture  from  the  cement  mixture,  H  in  of 
sand  shall  be  spread  over  the  whole  surface  and  shall  be  kept  damp  until  the  street  is 
opened  for  traffic.  After  the  grouting  is  completed  the  street  shall  be  kept  closed  and 
no  carting  or  traffic  allowed  on  any  part  of  the  grouted  pavement  until  at  least  7 
days  have  elapsed.  Should  the  bond  between  the  blocks  become  broken,  before  the 
work  is  accepted,  such  defective  work  shall  be  regrouted  or  relaid  and  again  barricaded, 
as  previously  described." 

10.    Construction  Cost  Data 

The  cost  of  construction  work  of  any  character  will  vary  according  to 
localities.  Prices  of  labor  and  material  are  always  different  in  different 
places,  but  if  the  correct  quantities  of  labor  and  material  are  given  for 
any  construction,  it  is  a  simple  matter  for  any  engineer  to  apply  the  costs 
of  these  two  items  to  his  location;  so  that  in  presenting  the  cost  of  stone 
block  or  other  pavements,  it  is  intended  to  be  accurate  as  regards  the  quan- 
tity of  work  done  and  the  amount  of  material  consumed  for  any  locality, 
and  to  be  accurate  as  to  prices  of  labor  and  material  where  the  cost  of 
the  work  is  given. 
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Borough  of  Brooklyn,  New  York  City.    The  following  is  the  organization  actually 
employed  in  constructing  granite  block  pavement  in  1914. 

Cement-Concrete  Foundation 


Labor 


Gang 


foreman 

men  wheeling  sand . . 

cement  man 

blend  mixers 

blend  shovelers 

stone  shovelers 

stone  trimmer 

plank  men 

concrete  wheelers  . . . 

concrete  rakers 

concrete  rammers  . . . 
concrete  broomer  . . . 
man  at  tail  of  mixer. 

fine  graders 

engineer 


1 
2 
1 
4 
2 
5 
1 
2 
4 
4 
2 
1 
1 
3 
1 
Use  of  mixer  and  team  to  haul . 


Per 

Day 


$5.00 
4.00 
2.00 
8.00 
4.00 

10.00 
2.00 
4.00 
8.00 
8.00 
4.00 
2.00 
2.00 
6.00 
4.75 

10.00 


$83.75 


Materials  per  Cu  Yd  op  Concrete 


Item 


Cement. . 

Sand 

Broken 
stone.. . 


Quantity 


lbbl 
0.44  cu  yd 

0.88  cu  yd 


Price 

per 
Unit 


SI.  30 
0.90 

1.85 


Cost 


$1,300 
0.396 

1.628 


Cost  per  cubic  yard S3 .324 

Material  cost  per  cu  yd S3. 324 

Labor  cost  per  cu  yd 0 .  670 

Total  cost  per  cuyd $3,994 

Total  cost  per  sq  yd  for  6  in 
foundation $0 .666 


Total  750  sq  yd  (125  cu  yd)  @  11 .2  cents. 


Total  cost  per  cu  yd  based  on  laying  125  cu  yd  per  day ^ $0.67 

Granite  Block  Paving 


Labor 


Gang 


1  foreman 

7  pavers  at  $5.00.. . 
3  rammers  at  $4.00. 

7  pourers  at  $2.00. . 

8  laborers  at  $2.00.. 

Total  cost  per  sq  yd 
based  on  laying 
455  sq  yd  per  day 


Per  Day 


$5.00 
35.00 
12.00 
14.00 
16.00 


$82.00 
$0.18 


Materials  per  Square  Yard  Granite  Paved 


Item 


Granite 

Pitch 

Gravel 
Sand 


Quantity 


28  per  sq  yd 
20  lbs 
0.04  cuyd 
0.03  cuyd 


Price  per  Unit 


$2.00  sq  yd 
15.00  ton 
2.00  cuyd 
1.00  cuyd 


Cost 


$2.00 
0.15 
0.08 
0.08 

$2.26 

Cost  of  materials  per  sq  yd $2 .26 

Cost  of  labor  per  sq  yd $0.18 

Total  cost  per  sq  yd $2.44 


Hence,  as  the  concrete  costs  $0,666  per  sq  yd  and  the  granite  $2,440  per  sq  yd,  the 
total  cost  per  sq  yd  with  5%  of  the  sum  of  the  above  items  added  for  incidentals,  $0,155, 
will  be  $3,261.    The  average  price  paid  to  contractors  in  1914  was  $3.53  per  sq  yd. 

Minneapolis,  Minn.  The  following  is  the  organization  used,  the  work  being  done 
by  the  city: 

Grouted  Stone  Block  Paving 

1  superintendent,  part  time $1.00 

1  timekeeper,  part  time 0.50 

1  foreman,  per  day 4 .  50 

6  pavers  at  $3.50  per  day 21.00 

1  rammer, per  day 8.00 

1  sweeper,  per  day 2. 50 

6  tenders  at  $2.50  per  day 15.00 

1  water  boy,  per  day 1 .  50 

4  men  grouting  at  $2.50  per  day 10.00 


$59.00 
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This  gang  will  lay  330  sq  yd  per  day  at  $0,179  per  aq  yd.    Stone  costs  $1.75  per  aq  yd. 
making  a  total  of  $1,929  per  sq  yd,  not  including  foundation. 

Baltimore.    In  1914  (18  b),  a  recut  block  pavement  cost  per  square  yard  as  follows: 

Breaking  up  old  pavement $0. 09 

Recutting  old  blocks 1 .  00 

Hauling,  laying  and  grouting 0.71 

Total $1.80 

rbe  average  cost  of  new  blocks  laid  was  $2.80;  thus  there  was  saved  $1  per  sq  yd. 

Schenectady,  N.  Y.    The  following  figures  give  the  cost  in  detail  for  laying  a  recut 
granite  block  pavement  in  1918,  containing  2587  sq  yd. 

Total  Per  Sq  Yd 

Labor,  ripping  up  asphalt  and  concrete $115 .  28  $0 .  0445 

Team  hire,  hauling  asphalt  and  concrete 40.27.  0.0156 

Labor,  ripping  up  old  granite  blocks 78 .  76  0 .  0305 

Labor,  regulating  and  grading  subgrade 107.81  0.0417 

Team  hire,  hauling  materials  from  subgrade. .         62.41  0.0241 


$404.53  $0.1564 

1:3:6  Cement-Concrete  Foundation  Per 

4  in  Thick  Total  Sq  Yd 

Labor,  mixing  and  laying  concrete  foundation  $808.27  $0.1192 

Material,  cement  delivered  on  job 263 .35  0 .  1018 

Material,  sand 'delivered  on  job 71.08  0.0275 

Material,  stone  delivered  on  job 216.22  0. 0835 


$858.92  $0.8320 

Per 
1  :  3  Cement  Mortar  Bed,  Thin  Total  Sq  Yd 

Labor,  mixing  and  placing  mortar  bed $190.80  $0.0788 

Material,  cement  on  job 224 .42  0.1)868 

Material,  sand  on  job 62 . 80  0. 0242 

$478.02        $0.1848 

Breaking,  Dressing  and  Laying  Blocks  Total  Per  Sq  Yd 

Labor,  breaking  and  dressing  granite $1910 .67  $0 .  7385 

Labor,  sharpening  and  making  tools 129.38  0.0501 

Material,  sharpening  and  making  tools 16 . 00  0. 0058 

Team  hire,  shifting  blocks 15.30  0.0059 

Labor,  handling  blocks  to  pavers 102.38  0.0396 

Labor,  laying  blocks 464.77  0.1796 

Labor,  ramming  blocks 16.98  0.0065 

$2664.38        $1.0260 

1  :  2  Cement  Grout  Joints  and  Surface  Total  Per  Sq  Yd 

Labor,  mixing  and  placing  grout $120 .  66  $0. 0466 

Material,  cement  on  job 182.86  0.0707 

Material,  sand  on  job 27.55  0.0106 

$331.06  $0.1279 

Overhead  Charges  Total  Per  Sq  Yd 

Labor,  foreman,  assistant  foreman,  etc $211 .94  $0. 0819 

Labor,  watchman 142.87  0. 0552 

$354.81  $0.1371 

Extra  Work 
Repairs  to  side  walks,  etc $111.18  $0.0430 

Grand  total $5192.90  $2.0072 
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Unit  prices:  foremen,  per  day,  $4;  assistant  foremen,  per  day,  $8.60;  block  cutters, 
per  day,  $6;  pavers,  per  day,  $5;  laborers  and  watchmen,  per  day,  $2.25;  teams, 
wagon  and  driver,  per  day,  $5;  horse,  wagon  and  driver,  per  day,  $4;  Portland  cement 
bbl  f.o.b.  cars,  $1.24;  sand,  ton,  f.o.b.  cars,  $0.25;  crushed  stone,  IK  in,  ton,  f.o-b. 
job,  $1.75;   crushed  stone  %/i  in,  ton,  f.o.b.  sidetrack,  $1.20. 

The  old  blocks  were  8  in  deep  and  ranged  from  12  to  16  in  in  length.  The  16-in 
blocks  were  broken  into  four  parts,  making  four  blocks  4  by  4  by  8  in.  The  12-in  blocks 
were  cut  into  four  parts  by  splitting  the  blocks  lengthwise,  making  two  blocks  12  in 
long  and  4  in  deep,  and  these  were  broken  in  the  middle,  each  making  two  blocks 
4  in  deep  and  6  in  long;  so  that  a  4  by  12  in  block  would  make  four  new  blocks  each 
4  by  6  in,  and  a  4  by  16  in  block  would  make  four  blocks  4  by  4  in  on  top  and  8  in 
deep.  In  other  words,  each  12-in  block  would  have  a  surface  of  48  sq  in,  while  the 
four  new  ones  would  have  a  surface  of  96  sq  in;  each  16-in  block  would  have  a  surface 
of  64  sq  in;  while  the  four  new  4  by  8  in  blocks  would  have  a  surface  of  128  sq  in. 

The  following  figures  are  for  another  job  in  Schenectady  containing  4189  sq  yd 
covering,  removing  and  disposing  of  old  asphalt  blocks,  repairing  foundation,  recuttmg 
old  4  by  8  by  12  in  blocks  to  4  by  4  by  6  in  blocks,  laying  in  1  :  4  mortar  bed,  and 
applying  1  :  2  cement  grout  and  surface  plaster. 

Cost  Per 
SqYd 

Grading  and  removing  old  materials $0. 1212 

Patching  up  old  concrete  base 0.0443 

Mortar  bed 0.2038 

Breaking,  dressing  and  laying  blocks 1 .  0339 

Grouting  joints  and  surface 0. 1483 

Overhead  charges 0. 1550 

Extra  work 0.0062 

Total $1.7122 

Newark,  N.  J.  The  following  are  the  figures  given  by  Howell,  (16)  as  the  cost  per 
sq  yd  for  a  pavement  laid  with  recut  blocks: 

Blocks,  21  per  sq  yd  at  $0.03 $0.63 

Paid  clippers  for  work 0. 53 

Laying  and  handling 0 .  20 

Sand 0.05 

Concrete 0.65 

Grading 0. 10 

Hauling 0. 10 

Grouting 0. 12 

Total  per  sq  yd $2.38 

11.    Durax  and  EHeinpflaster 

Description.  Small  stone  block  pavements  known  as  Duraz  and  Klein- 
pflastcr  have  been  laid  to  a  considerable  extent  in  Europe,  the  former 
name  being  used  in  England  and  the  latter  in  Germany.  The  principal 
feature  of  the  pavements  is  the  small  irregular  size  of  the  blocks,  approxi- 
mating cubes  2^  to  4  in  in  size.  At  the  present  time  practically  all  blocks 
are  made  with  specially  designed  machines.  An  efficient  operator  at  one 
machine  can  make  on  an  average  2400  blocks  in  a  10-hr  day.  They  are 
sufficiently  irregular  both  in  size  and  shape  to  permit  them  to  be  laid  ir 
arcs  of  circles  of  comparatively  small  radii  and  so  that  the  joints  will  not 
be  excessively  large.  By  laying  the  courses  in  circular  arcs  practically  none 
of  the  joints  are  parallel  to  any  line  of  traffic.  In  Europe  these  blocks  have 
been  used  to  a  great  extent  in  resurfacing  the  broken  stone  roads  where 
the  traffic  is  too  heavy  for  the  macadam  and  to  some  extent  on  city  streets. 
*  have  been  used  to  a  slight  extent  in  pavements  in  some  southern 
n  the  United  States. 
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Table  IV. — Character  and  Coat  of  Stone  Block  Pavements  in  ltl5 

in  Several  Cities 


From  Engineering  and  Contract! 

ngt  April  5,  191C 

■ 

CONCRETB 

Foundation 

SqYd 

Price* 
per 

Guar- 
antee 

Kind 
of 

City 

SqYd 

Years 

Filler 

Thick- 
ness 
In 

Propor- 
tions 

30  167 

$8.25 

•  ■   • 

Gravel 

6 

1:8      :   7 

20  680 

8.75 

•  ■  * 

Cement  grout 

6 

1:4 

10 

Worcester,  Mms 

16  612 

3.24 

•   •   • 

Cement  grout 

5 

1:3      : 

6 

Hartford,  Conn.  .  .  . 

1096 

3.56t 
3.76+ 

1 

Cement  grout 

6 

1:8      : 

6 

Providence,  R.  I 

20  987 

.   ■   • 

Cement  grout 

6 

1:8 

6 

Albany,  N.  Y 

19  117 

2.17 

5 

Cement  grout 

6 

1:3 

6 

Amsterdam,  N.  Y. . . 

6  807 

3.70 

1 

Pitch 

6 

1:3      : 

:    6 

Borough  of  Manhat- 

tan, N.  Y.  City 

66  473 

3.74 

1 

Asphalt 

6 

1:3      :    6 

Borough    of   Brook- 

lyn, N.  Y.  City... 

108  840 

3.18: 

1 

Pitch  and  Sand 

6 

1:3      ; 

;    6 

Camden,  N.  J 

35  179 

2.85 

1 

Cement  grout 

6 

1:3      , 

:    6 

Pittsburgh,  Pa 

15  640 

2.80 

1 

Cement  grout 

6 

1  :3 

:    6 

61898 

3.80 

5 

Bituminous 

6 

1  :8 

:    6 

Toledo,  Ohio 

2  978 

3.40 

5 

Asphalt 

6 

1:8H 

:    6 

60  823 

3.83 

5 

Pitch 

6 

1  :8 

:    6 

Milwaukee,  Wis .... 

25  173 

2.90 

•  •    • 

Cement  grout 

6 

1:3 

:    6 

St.  Paul,  Minn 

16  142 

8.04 

■    •    • 

Cement  grout 

5 

1:2^ 

:    5 

Kansas  City,  Mo . . . 

14  435 

8.15 

5 

Cement  grout 

6 

1:8 

:    6 

Sioux  Falls,  S.  D.  .  . 

1924 

8.59 

1 

Asphalt 

5 

1:2H 

:    5 

Petersburg,  Va 

4000 

3.07f 

5 

Asphalt 

6 

1  :8 

:    6 

Nashville,  Tenn .... 

19  286 

2.78 

•  •   ■ 

Cement  grout 

6 

1:3 

:    6 

8  846 

3.16t 

•  ■   • 

Cement  grout 

6 

1:3 

:    6 

*Price  covers  pavement,  foundation,  and  shaping  subgrade. 
fDoes  not  include  shaping  subgrade. 
^Includes  taking  up  old  pavement. 

Construction  and  Cost  Data.  Germany  (9).  The  Kleinpfiaster  stone  block  pave- 
ment on  the  DOberitzer  Heeratrasse  between  Berlin  and  Charlottenburg  is  composed 
of  a  series  of  three  stone  course  arcs  averaging  about  12  in*  in  overall  width  between 
which  Kleinpfiaster  cubes  are  laid  diagonally.  The  cords  of  the  rings  average  7  ft 
and  the  middle  ordinates  16  in.  The  size  of  the  Kleinpfiaster  cubes  vary  in  surface 
dimensions  from  2H  by  2%  in  to  8  4  by  4  in.  The  widths  of  the  joints  vary  from  \i 
to  H  in.  It  is  reported  that  this  pavement  was  laid  upon  a  gravel  foundation  with 
gravel  filled  joints.  The  width  of  the  center  drive  of  this  famous  boulevard,  paved 
as  above  described,  is  37  ft. 

England.  Victoria  Road,  Eltham  (9).  The  current  practice  of  constructing  a  Durax 
stone  block  pavement  is  typified  by  the  method  used  in  laying  the  Durax  pavement 
on  Victoria  Road  in  Eltham  in  1913.  On  a  prepared  macadam  foundation,  tarred 
sand  was  laid  to  such  a  depth  that,  after  the  Durax  cubes  were  rammed,  the  depth 
of  sand  was  between  \i  and  H  in.  The  alignment  of  the  blocks  and  the  number  of 
arcs  in  a  transverse  section  were  controlled  by  iron  pegs  driven  into  the  macadam 
foundation  prior  to  the  laying  of  the  blocks.  Strings  stretched  between  these  iron 
pegs  served  as  guides  for  the  placing  of  the  stones  from  which  adjacent  arcs  sprung. 
The  largest  cubes  were  laid  at  the  center  of  the  arcs  and  adjacent  thereto,  while  the 
smallest  cubes  were  laid  near  the  springing  lines.  The  arcs  were  so  laid  that  the  cords 
averaged  3  ft  6  in  and  the  middle  ordinate  varied  between  9  and  10  in.  After  the 
joints  of  the  blocks  were  filled  with  clean  stone  chips,  the  blocks  were  well  rammed. 
The  final  operation  consisted  in  pouring  the  joints  with  hot  pitch  and  covering  the 
surface  with  gravel.    The  cost  of  this  Durax  pavement  was  8  shillings  ($1.95)  per  yd 
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super  with  foundation,  the  work  being  carried  out  by  contractors  under  a  6-year 
maintenance  contract.  The  blocks  used  in  the  pavement  were  furnished  by  the 
Durax  Dustless  Roads,  Limited.  This  company  manufactures  these  blocks  in  three 
grades,  having  the  following  limiting  edge  dimensions:  7  to  9  cm  (2H  to  3H  in), 
8  to  10  cm  (8K  to  4  in);  and  10  to  12  cm  (4  to  4Jf  in)-  One  grade  is  furnished  for 
the  construction  of  a  given  pavement. 

London  Folkestone  Road,  Sidcup,  Kent  County  (21).  The  granite  cubes  used  were 
obtained  50%  from  the  Durax  Dustless  Roads  Company's  Swedish  quarries  at  Rise, 
the  remainder  from  the  Company's  Enderby  quarry  near  Leicester.  The  size  of  the 
cubes  was  7  to  9  cm  (2%  to  SlA  in),  giving  a  finished  depth  of  paving  of  about  3K  in. 
The  grouting  mixture  was  composed  of  coal  tar  pitch,  tempered  with  creosote  oil  or 
tar,  into  which  was  stirred  about  30%  of  fine,  dried  sand.  The  existing  wwuhw 
was  scarified  and  removed  and  the  foundation  thoroly  consolidated  by  wetting  and 
rolling.  On  this  prepared  foundation  a  layer  of  tarred  limestone  or  slag  chipping! 
was  spread  to  a  thickness  of  %  in,  and  the  cubes  laid  on  this  in  intersecting  segmental 
courses,  the  paving  being  afterwards  thoroly  consolidated  by  hand  ramming.  The 
grouting  mixture  was  poured  on  the  surface  in  a  boiling  state  and  forced  into  the 
interstices  with  a  rubber  squeegee,  the  whole  surface  being  then  covered  with  hot 
chippings  applied  before  the  grouting  had  solidified.  This  was  consolidated  by  hand 
ramming  and  steam  rolling.  The  report  to  the  Board  also  states  that  tkere  had  been 
no  repairs  on  this  section  from  the  date  of  completion,  July,  1911,  up  to  Nov, 
1912.  The  original  cost  is  given  as  7  shillings  6  pence  ($1.80).  The  traffic  census 
between  Aug.  15  and  21,  1912  showed  an  average  daily  traffic,  6.00  A.  M.  to  6.00 
A.  M.,  of  750  cycles,  638  motor  vehicles  and  trailers,  and  886  horse-drawn  vehicles, 
giving  an  average  weight  in  tons  per  yard  width  of  carriageway  of  506,  the  total  width 
of  carriageway  being  21  ft. 

Specifications.  The  following  abstracts  from  specifications  are  typical 
of  the  practice  of  constructing  Durax  pavements  in  the  United  States: 

The  Durax  cubes,  which  shall  be  of  medium  grained  granite,  showing  an  even  dis- 
tribution of  constituent  materials,  shall  be  of  uniform  quality  and  texture,  without 
seams,  scales  or  discoloration  showing  disintegration,  free  from  an  excess  of  mica  or 
feldspar,  and  equal  in  every  respect  to  the  sample  in  the  office  of  the  Engineer.  The 
granite  shall  be  such  as  will  give  about  30  000  lb  per  sq  in  crushing  strength,  com- 
bined with  a  uniform  structure  and  toughness  of  12  as  determined  by  the  method 
employed  by  the  Dept.  of  Agr.  of  the  U.  S.  O.  P.  R.  from  samples  taken  directly  from 
quarry.  Durax  cubes  shall  have  six  irregular,  approximately  square  surfaces,  the 
edges  of  which  shall  measure  not  more  than  4  and  not  less  than  2H  in  provided  the 
blocks  used  on  any  one  city  block  shall  not  vary  more  than  &  in  in  size,  that  is,  either 
from  2%  to  8}£  in,  or  from  8  H  to  4  in. 

On  the  concrete  base  shall  be  laid  1H  in  of  a  cushion  composed  of  clean  sand  and 
Portland  cement  in  the  ratio  of  2  to  1.  This  cushion  shall  be  made  true  with  the 
use  of  a  templet  and  shall  be  compacted  by  rolling  to  the  satisfaction  of  the  Engineer. 
On  this  cushion  the  cubes  shall  be  laid  carefully  and  close  together  taking  pains  to 
break  joints  as  much  as  possible;  the  said  cubes  shall  be  laid  in  the  form  of  an  arc 
the  break  in  the  arc  to  be  5  ft  in  width  or  such  other  width  as  directed  by  the  Engineer. 
After  the  cubes  are  laid,  they  shall  be  thoroly  rolled  and  made  true  to  the  crown  of  the 
street  with  a  roller  weighing  not  less  than  5  tons,  after  which  the  surface  of  the  Durax 
cubes  shall  be  thoroly  sprinkled  several  times  sufficient  to  moisten  the  cushion  after 
which  the  same  shall  be  thoroly  grouted  with  grout  composed  of  clean  sand  and  Port- 
land cement  in  the  ratio  of  1  to  1.  The  surface  of  the  pavement  shall  then  be  cov- 
ered with  sand  and  kept  moist  for  a  period  of  1  week.  Provided  the  Engineer  so 
directs  instead  of  filling  the  joints  with  grout,  the  same  shall  be  filled  with  hot  asphalt 
and  hot  sand  mixed  together  in  such  proportions  as  may  be  required  by  the  Engineer. 
If  an  asphalt  filler  is  used  the  joints  shall  be  dry  before  pouring  and  the  asphalt  used 
in  the  filler  shall  be  an  asphalt  which  will  not  become  brittle  at- 18°  C  (0°  F)  nor  flow 
at  49°  C  (120°  F)  and  shall  be  waterproof,  free  from  water  or  decomposition  matter; 
shall  adhere  to  the  paving  stones  and  shall  remain  ductile  and  pliable  at  all  climatic 
temperatures  to  which  it  may  be  subject  in  actual  use.  The  asphalt  shall  be  mixed 
bv  volume  with  50%  hot  sheet-asphalt  sand.  After  an  asphalt  filler  has  been  applied, 
-  surface  shall  be  covered  with  a  coarse  sand  which  shall  be  swept  over  the 
i  joints. 
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12.    Stone  Trackways 

Trackways  have  been  built,  both  in  this  country  and  abroad,  of  stone 
slabs,  brick,  concrete  blocks,  steel  shapes,  and  other  materials.  Stone 
trackways  were  used  on  one  of  the  old  toll  roads  in  New  York  State  as 
early  as  1831.  The  slabs,  which  measured  24  in  in  width  by  4  in  in  thick- 
ness, were  laid  with  a  gauge  which  would  accommodate  the  vehicles.  The 
space  between  them  was  paved  with  cobblestone.  Trackways  of  rectan- 
gular stone  blocks,  averaging  12  in  wide,  6  in  thick,  and  of  varying  lengths, 
have  been  used  in  some  cities  of  England  and  Scotland  on  steep  hills  or 
where  the  traffic  is  exceptionally  heavy.  These  trackways,  locally  called 
"  wheelers,"  are  laid  in  many  parts  of  Great  Britain,  but  mostly  in  Liver- 
pool and  Glasgow.  They  are  laid  on  streets  with  heavy  grades,  so  as  to 
reduce  the  traction.  In  Glasgow,  in  1913,  there  were  10.75  miles  of  these 
"  wheelers."     The  stones  of  which  they  are  made  vary  in  size  from  10  to 

15  in  in  width  and  from  6  to  8  in  in  depth,  according  to  conditions.  They 
cost  about  $1.40  per  running  ft.  These  "  wheelers  "  too  are  often  seen 
in  the  rural  sections  of  England,  where  they  are  laid  on  steep  grades,  both 
in  order  to  reduce  the  wear  and  tear  of  heavy  loads  and  also  to  reduce 
traction,  as  in  the  cities.  Granite  trackways,  made  of  slabs  2  ft  wide,  1  ft 
thick,  spaced  4  ft  apart  on  centers,  are  used  in  several  cities  in  Switzerland. 

13.    Crosswalks 

In  America  it  used  to  be  customary  to  lay  crosswalks  at  each  street  inter- 
section in  all  stone  block  pavements  to  accommodate  pedestrians.  This 
was  more  necessary  with  the  old  style  pavement  than  with  the  modern 
blocks,  and  the  practice  may  be  discontinued  if  the  improved  form  of 
blocks  is  generally  adopted.  The  character  of  the  stone  in  the  crosswalks 
should  be  the  same  as  that  in  the  pavement,  so  that  the  wear  may  be 
uniform  upon  both. 

The  Bureau  of  Highways,  Brooklyn,  N.  T.»  specifications  for  crosswalks,  aay:  "They 
■hall  be  18  in  wide,  of  a  uniform  thickness,  not  leas  than  6  nor  more  than  8  in  in  depth, 
and  from  3H  to  8  ft  in  length,  except  that  in  special  cases  between  railroad  tracks 
they  may  be  of  such  dimensions  as  may  be  approved  by  the  Chief  Engineer  of  the 
Bureau  of  Highways. 

"The  top  shall  be  dressed  to  a  surface  not  varying  in  evenness  more  than  M  in. 
The  sides  and  ends  shall  be  dressed  square  down  and  the  latter  cut  to  a  transverse 
bevel  of  6  in  in  width,  or  to  such  other  bevel  as  may  be  directed,  and  the  jointing 
from  top  to  bottom  shall  give  joints  not  greater  than  H  in* 

"The  bridge-stones  shall  be  laid  in  parallel  courses  separated  by  granite  blocks, 
and  shall  be  well  and  firmly  bedded  on  a  layer  of  sand  spread  on  the  foundation  as 
prepared  for  the  pavement.  The  transverse  joints  shall  be  broken  by  a  lap  of  at  least 
1  ft,  and  be  so  laid  as  not  to  be  parallel  to  vehicular  traffic 

European  Practice.  In  Europe  in  some  cities  crosswalks  are  provided, 
and  in  others  specially  dressed  blocks  are  laid  where  the  crosswalks  would 
naturally  be  placed. 

The  London  specifications  in  this  respect  say:  "The  crossings  shall  be  formed  of  4 
by  7  in  specially  dressed  Aberdeen  granite  setts,  and  two  rows  of  12  by  6  in  flat  kerbs 
laid  on  a  bed  of  Portland  cement-concrete  at  least  6  in  thick,  the  surface  of  both 
concrete  and  granite  being  cambered  transversely  as  directed  by  the  Engineer.  The 
flat  kerbs  and  setts  shall  be  laid  in  straight,  close  jointed,  and  properly  bonded 
courses,  all  the  joints  being  solidly  grouted  with  Portland  cement  and  Thames  sand, 
ae  before  described,  well  rammed,  back  rammed,  finished  to  a  true  surface,  and 
covered  with  a  top  dressing  of  fine  shingle." 

The  Liverpool  specifications  say:    "The  crossings  shall  consist  of  three  rows  of 

16  by  8-in  granite  crossing  stones,  and  the  remaining  space  shall  be  paved  on  each 
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side  of  the  crossing  stones,  to  the  full  width  of  the  footway,  in  a  similar  manner  to 
the  carriageway.  The  crossing  stones  shall  be  of  granite  of  a  quality  to  be  approved 
by  the  City  Engineer,  dressed  perfectly  true,  and  out  of  winding  on  the  face;  the 
sides  and  joints  to  be  perfectly  square  and  accurately  dressed  thruout  their  entire 
depth;  the  stones  to  be  bedded  in  cement-concrete,  the  joints  to  be  filled  with  shingle 
and  grouted  in  a  similar  manner  to  the  paving.  A  triangular  groove  1  in  wide  by 
%  in  deep  to  be  formed  along  the  upper  surface  of  each  stone.  No  stone  to  be  less 
than  8  ft  in  length." 

Glasgow  requires  for  its  street  crossings  all  blocks  dressed  as  follows:  "Each 
crossing  sett  shall  be  axed  on  the  top,  jointed  on  the  sides  and  ends,  dressed  on  the 
bed,  shall  be  level  on  the  top  and  bed,  and  have  sides  and  ends  parallel  and  square; 
the  axing,  jointing,  and  dressing  shall  be  equal  to  the  sample  to  be  seen  in  the  Office 
of  Public  Works.  Setts  of  each  class  shall  be  truly  gauged.  No  variation  in  width 
or  depth  greater  than  H  in  over  or  under  the  sizes  specified  on  orders  will  be  allowed. 
All  setts  must  be  free  from  cracks  and  flaws.  Setts  with  bulges  or  hollows  will  not 
be  accepted." 

It  would  seem  that  possibly  as  good  results  could  be  obtained  by  having  stones  in 
the  line  of  the  crossings  specially  dressed  as  by  the  use  of  large,  flat  stones.  The  aver* 
age  price  for  crosswalks  in  Brooklyn,  N.  Y.,  is  $0.75  per  sq  ft  or  $6.75  per  sq  yd,  while 
the  price  for  the  blocks.  Grade  1,  was  in  1914,  $2.84  per  sq  yd.  This  would  allow 
a  difference  of  $8.91  per  sq  yd,  which  would  considerably  more  than  pay  for  the  extra 
dressing  of  the  blocks  that  would  be  required  to  make  a  smooth  surface. 

MAINTENANCE 
14.    Maintenance  Methods 

The  cost  of  a  pavement  in  any  city,  especially  the  cities  of  America,  is 
difficult  to  obtain.  It  is  questionable,  too,  of  how  much  value  this  informa- 
tion would  be,  as  in  most  instances  American  cities  do  not  have  money 
enough  to  keep  their  pavements  in  good  repair,  and  too  often  the  infor- 
mation would  be  the  amount  of  money  paid  out  for  repair  work  rather 
than  the  actual  cost  of  necessary  repairs.  Then,  too,  the  character  of  the 
street  upon  which  the  pavement  is  laid  makes  a  great  difference.  For 
instance,  it  would  be  a  simple  matter  in  any  city  to  lay  on  a  selected  street 
a  granite  pavement  which  would  last  50  years  and  would  require  practically 
no  work  for  repairs  during  the  entire  time,  while,  on  the  other  hand,  a 
pavement  could  be  laid  on  a  heavy  traffic  street  where  it  would  only  last 
from  10  to  15  years,  and  then  only  after  heavy  and  constant  repair. 

European  cities,  as  a  rule,  have  stone  block  pavements  of  some  form, 
except  where  streets  have  been  rcpaved  in  recent  years,  even  on  residence 
streets.  In  1913  a  stone  pavement  on  the  principal  street  of  Berne,  Switz- 
erland, which  had  been  laid  25  or  30  years  at  least,  appeared,  considering 
the  traffic  and  other  surrounding  conditions,  to  have  an  additional  life  of  25 
years.  The  street  was  solidly  built  up,  and  there  was  little  prospect  of  any 
change  in  conditions,  so  that  the  pavement  would  probably  be  undisturbed 
for  years. 

It  is  a  fact,  however,  that  it  is  the  wisest  of  economies  for  any  city  to 
keep  all  its  pavements,  stone  block  as  well  as  others,  in  the  best  of  repair. 
The  life  of  a  stone  pavement  will  depend  entirely  upon  traffic,  and  the 
better  its  condition  is,  the  less  will  be  the  effect  of  that  traffic.  Organized 
gangs  should  be  kept  constantly  employed  in  going  over  the  stone  block 
pavements  to  keep  them  in  good  condition. 
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GENERAL  DATA 

1.    Historical  Development 

Brick  Pavements,  in  the  sense  that  they  are  highway  surfacings  laid  with 

artificial  blocks  hardened  by  heat  and  made  from  shales  or  other  mixtures 

of  clay  and  sand,  are  of  considerable  antiquity.     The  Romans  laid  such 

pavements,  where  the  brick  or  tiles  were  superficially  18  by  12  in.     Holland, 

about  1700,  was  probably  the  first  of  modern  nations  to  use  brick  similar 

to  those  now  in  use  for  pavements.     Byrne  (5)  states  that  "  the  first  brick 

pavement  laid  in  the  United  States  was  in  Charles  town,  W.  Va.,  1872." 

Eldridge  (29)  gives  credit  to  Monmouth  Township,  Warren  County,  111., 

for  "  being  the  first  in  this  country  to  make  experiments  in  the  building 

of  country  roads  with  brick"  in  1892.     The  brick  used  in  Charlestown, 

W.  Va.  (10),  in  1870  were  side  cut,  repressed,  hard  burned  building  brick 

of  high  density  and  absorbing  4.5%  on  soaking  24  br.     Bloomington/lll., 

and  St.  Louis  also  used  brick  between  1875  and  1882,  but  the  pavements 

were  unsatisfactory  and  no  further  effort  was  made  to  use  brick  until  1895. 

Wheeling,  W.  Va.,  put  down  an  impure,  fire  clay  paving  brick  in  1883  that 

was  so  successful  as  to  make  this  one  of  the  important  pioneers  of  the 

paving  brick  industry  from  the  confidence  so  inspired;'  some  of  these  brick 

are  still  in  use  altho  most  of  them  were  renewed  after  2  years.     Decatur,  111., 

also  put  down  a  vitrified  brick  this  same  year  (1883)  that  was  made  from  a, 

glacial  clay,  and  this  was  still  in  use  in  1909.     The  year  1885  witnessed 

the  first  substantial  increase  in  the  use  of  vitrified  brick,  as  durii 

nm 
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year  it  was  laid  at  Columbus,  Zanesville  and  Steubenville,  Ohio,  and 
Peoria,  111.  By  1904,  the  importance  of  vitrified  brick  pavements  had 
reached  such  a  point  that  the  organisation  of  their  manufacturers  under 
the  name  of  the  "  National  Paving  Brick  Manufacturers  Association"  was 
had,  and  since  that  event,  the  progress  in  both  the  manufacture  and  use  of 
vitrified  brick  for  paving  road  and  street  surfaces  has  been  rapid  and  consider- 
able.    For  detailed  historical  data  concerning  brick  pavements,  see  (30c). 

Vitrified  Brick.  The  earlier  work  was  mostly  of  unvitrified  brick  similar 
to  those  used  for  ordinary  building  purposes,  except  that  in  most  cases 
the  effort  was  made  to  select  the  harder  burned  brick  for  pavements.  In 
some  cases,  where  they  were  readily  available,  more  especially  perhaps 
abroad,  slag  and  scoria  brick  were  used.  Since  the  development  of  the 
vitrified  brick,  the  use  of  unvitrified  brick  has  been  abandoned,  and  all 
modern  brick  pavements  are  laid  with  vitrified  or  slag  brick.  As  a  matter 
of  fact,  the  term  vitrified  is  misapplied,  as  the  brick  are  not  converted 
into  glass  by  heat.  Vitrification  is  approached  but  not  reached  in  the 
manufacture,  and  annealing  then  takes  place  so  as  to  produce  a  brick 
theroly  compact,  hard,  and  tough,  but  not  brittle.  The  term,  however, 
has  acquired  such  general  use  that  it  will  probably  continue  as  a  means 
of  differentiating  brick  so  made,  and  perhaps  really  vitrified  superficially, 
from  those  simply  hard  burned  for  ordinary  building  purposes. 

The  Development  of  the  Use  of  Slag  Brick  Abroad  has  been  more  rapid 
than  in  the  United  States,  largely  due  to  the  fact  that  the  manufacture 
of  such  brick  in  this  country  is  extremely  limited,  and  the  importation  of 
the  foreign  block  has,  in  most  cases,  been  so  expensive  as  to  preclude  their 
use  in  spite  of  their  advantages  in  some  particulars.  In  Canada,  where 
their  cost  is  approximately  the  same  as  that  of  the  vitrified  clay  and  shale 
brick,  the  use  of  the  slag  brick  is  relatively  much  larger.  Their  manu- 
facture and  use  in  the  United  States  is  now  on  the  increase. 

The  Use  of  Brick  Pavements  seems  to  be  on  the  increase,  especially  in 
the  case  of  roads.  Until  very  recently  practically  all  of  the  brick  pave- 
ments laid  were  on  city  streets,  but  their  extension  to  many  country  roads 
has  occurred  since  1910.  Their  success  for  road  surfacing  has  been  con- 
siderable in  most  respects,  except  possibly  as  regards  the  economy  factor. 
In  some  cases  at  least,  they  have  not  been  successful  from  this  point  of 
view,  in  that  their  cost  to  date  has  been  greater  than  need  have  been  in- 
curred under  the  local  conditions  or  for  satisfaction.  Undoubtedly  in  some 
of  these  cases,  however,  the  change  of  local  conditions  taking  place  to 
produce  more  severe  conditions  will,  if  the  proper  maintenance  is  accorded 
these  pavements,  ultimately  show  that  the  selection  of  the  brick  pavement 
in  many  of  these  instances  was  wise  from  the  point  of  view  of  economy. 
See  (56). 

2.    Characteristics 

Cheapness.    While  an  average  cost  per  square  yard  of  a  vitrified  brick 
pavement  on  a  cement-concrete  base  may  be  approximately  and   con- 
veniently taken  at  $2,  it  may  often,  because  of  local  conditions,  be  less 
than  this.     The  omission  of  the  concrete  base  and  the  utilisation  of  the 
local  foundation  material,  which  may  be  proper  under  certain  local  condi- 
tions such  as  suitable  materials  and  light  traffic,  may  reduce  the  cost  per 
--nare  yard  to  as  low  as  $1.25.     The  greater  availability  of  brick  for  the 
~cing,  when  the  availability  and  propriety  of  other  surfacing?  are  con- 
d  under  the  same  conditions,  may  show  the  cost  of  the  brick  pave- 
to  be  a  favorable  figure  beside  the  cost  of  the  other  surfacings  being 
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considered.  On  the  other  hand,  it  frequently  happens  that  the  first  cost 
of  brick  pavements  will  be  considerably  more  than  $2  per  sq  yd  and  that 
the  first  cost  of  other  suitable  pavements  from  readily  available  materials 
will  be  at  the  same  time  much  less  than  this  figure.  In  such  instances,  the 
selection  of  the  brick  pavement  must  be  justified  by  circumstances  which 
will  offset  their  higher  first  cost.     See  (16). 

The  Maintenance  Cost,  being  made  up  partly  by  the  interest  on  the 
first  cost,  will  be  affected  by  economy  in  the  latter.  The  future  main- 
tenance cost,  that  is,  the  actual  cost  of  making  repairs  to  the  pavement, 
resulting  from  the  amount  of  traffic  the  pavement  gets  and  its  ability  to 
resist  the  strains  of  such  traffic,  will  depend  upon  the  propriety  with  which 
the  selection  of  the  pavement  is  made  for  the  local  conditions  and  the 
character  and  efficiency  of  the  maintenance  accorded  the  pavement.  As- 
suming that  the  selection  of  a  brick  pavement  in  any  instance  is  proper, 
and  that  the  character  and  efficiency  of  the  actual  maintenance  is  good, 
it  is  claimed  that  the  maintenance  cost  of  brick  pavements  is  low.  It 
has  been  claimed  that  it  is  practically  nil,  but  this  claim  is  an  exaggeration. 
Necessity  for  repairs  invariably  arises  even  tho  the  intervening  periods 
may  seem  relatively  long.  When  these  repairs  have  to  be  made,  the  cost 
must  be  distributed  over  the  period.  The  length  of  this  period  is  affected  by 
the  character  of  the  construction  and  the  amount  of  traffic.  With  extremely 
uniform  brick  and  proper  workmanship,  a  much  greater  evenness  of  wear  and 
absence  of  broken  brick  or  depressions  in  the  pavement  relieves  the  necessity 
for  repairs  to  a  much  greater  extent  than  in  cases  where  uniformity  of  brick 
is  lacking  and  where  proper  joint  filling  and  good  workmanship  generally  are 
deficient.  The  difficulties  of  securing  uniform  brick  and  proper  workman- 
ship in  the  construction  of  the  pavement  are  not  inconsiderable,  and  are 
perhaps  greater  than  in  the  cases  of  some  other  competing  pavements. 

Durability  is  the  ease  of  making  and  infrequency  of  repairs.  It  is  gener- 
ally fairly  high  where  brick  pavements  have  been  properly  selected  for 
local  conditions.  Ease  of  repair  to  brick  pavements  may  be  greater  than 
in  the  cases  of  some  other  pavements  because  no  special  plant  is  usually 
required  for  the  prompt  correction  of  minor  defects.  For  instance,  the 
repairing  of  a  plumber's  cut  in  a  brick  pavement  can  be  quite  efficiently 
done  without  the  use  of  machinery,  whereas  in  the  case  of  a  bituminous 
concrete  or  sheet-asphalt  pavement,  it  is  questionable  if  the  repairs  could  be 
successfully  made  in  the  absence  of  a  heating  and  mixing  plant.  The  strength 
and  resistance  to  wear  of  brick  pavements  is  limited,  and  they  will  not  satis- 
factorily endure  under  the  heaviest  traffic,  such  as  frequently  prevails  in 
large  cities  especially  along  the  docks  or  freight  yards,  even  when  the  pave- 
ments are  laid  in  the  best  possible  manner  from  the  toughest  selected  brick. 

Resistance  to  Traction  of  a  brick  pavement  is  relatively  light.  The 
following  table  will  give  an  idea  of  the*  relative  values  of  different  pave- 
ments in  this  respect: 


Character  of  Surfacing 

Resistance  in 
Pound* 
per  Ton 

Authority 

Sheet-asphalt.                         .    , . 

17 

26 
85  to  182 
75  to  820 
80  to  160 

Gordon 

Brick 

Eldridge 

Granite  block 

MaeNail  and  Rumfofd 

Gravel 

Be  van 

Macadam ,...,..,  L    t ,  4      ....,, 

Morin  and  Gordon 
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The  figures  for  bituminous  concrete  and  for  cement-concrete  surfacing* 
are  not  available.  Those  for  bituminous  concrete  would  probably  be 
somewhat  higher  than  for  sheet-asphalt  and  might  be  considerably  higher, 
as  would  also  be  the  caso  with  the  sheet-asphalt  itself  during  periods  when 
the  bituminous  cement  became  soft  under  heat.  Brick  pavements  would 
not  be  so  affected.  The  figures  for  cement-concrete  would  probably  be 
higher  than  those  for  sheet-asphalt  or  brick,  but  probably  less  than  those  for 
bituminous  concrete  when  conditions  are  most  unfavorable  for  the  latter. 

Non-Slipperiness.     As  the  slipperiness  of  a  pavement  depends  not  only 
upon  its  character  but  upon  the  condition  of  the  surfacing,  comparisons  of 
slipperiness  can  only  be  made  under  the  assumption  that  conditions  of  the 
surface,  such  as  are  affected  by  the  cleanliness  of  the  pavement  for  instance, 
are  the  same.     These  surface  conditions  are  further  modified  by  weather 
and  climatic  conditions.     Cement  grouted  brick  pavements  are  smoother 
than  those  with  bituminous  filled  joints,  and  consequently  to  some  extent 
offer  less  foothold  for  horses.     This  is  especially  true  when  the  dirtiness 
of  the  two  surfaces  is  the  same,  because  the  depressions  in  the  bituminous 
filled  joints  do  not  permit  the  slipping  of  the  horses'  shoes  to  the  extent 
that  will  occur  on  the  smoother  surface, of  the  cement  grouted  pavement. 
The  cement  grouted  brick  pavements,  however,  are  not  generally  as  slippery, 
especially  in  cold  weather,  as  bituminous  surfaces,  and  the  latter  seem 
to  become  slippery  more  readily  in  the  presence  of  adventitious  products 
than  do  even  the  cement  grouted  brick  pavements. 

Sanitariness.    Brick   pavements,    if   kept   clean,   are   highly   sanitary, 
because  of  their  imperviousness.     In  the  case  of  hillside  brick  or  of  pave- 
ments with  bituminous  joints,  where  depressions  along  the  joint  lines  exist- 
to  a  greater  or  less  extent,  decomposing  matter  may  be  held  for  consider- 
able periods  and  such  pavements  are  not  as  sanitary  as  the  cement  grouted 
pavements  where  the  surface  is  smoother.     On  the  other  hand,  when  the 
regular  cleaning  of  the  pavements  is  defective  for  any  reason,  there  are  no 
qualities  inherent  in  the  brick  pavement,  such  as  do  exist  to  a  certain  extent 
in  the  bituminous  pavements,  which  interfere  somewhat  with  the  develop- 
ment of  bacteria.     Many  bituminous  materials  have  a  considerable  effect 
toward  preventing  or  interrupting  the  growth  of  bacteria  in  the  organic 
matter  reaching  their  surfaces,  and  in  this  way  tend  to  increase  the  sanitari- 
ness of  their  immediate  surroundings.     With  both  cement  grouted  brick 
pavements  and  bituminous  pavements  where  the  surface  is  quite  smooth, 
the  dustiness,  which  is  a  consideration  under  the  head  of  sanitariness,  may 
not  be  seriously  objectionable  even  tho  maintenance  conditions  are  not 
ideal.     In  these  cases  the  traffic  itself  may  keep  extraneous  matter  so  swept 
to  the  sides  of  the  roadway  as  to  prevent  its  becoming  objectionable  by 
its  presence.     With  the  rougher  surface  brick  pavements,  such  as  those 
with  bituminous  joints  or  of  hillside  block,  the  conditions  as  to  dustiness 
in  the  event  of  inefficient  maintenance  and  cleaning  are  more  likely  to 
be  objectionable.     Waring   (9),  in    1896,  said   that  if  all   the  streets  of 
New  York  City  were  given,  where  the  grades  would  permit,  a  smooth 
pavement  and  a  proper  relation  established  between  the  pavement  and 
the  street  car  tracks,  the  cost  of  sweeping  the  entire  city  would  be  reduced 
by  $500  000  per  annum.     Waring  used  the  sheet-asphalt  pavement  as  an 
example  of  a  smooth  pavement,  but  the  application  is  equally  as  great  in 
the  case  of  properly  constructed  and  maintained  cement  grouted  brick 
«r\ts,  which  are  as  easily  cleaned  in  most  cases  as  the  sheet-asphalt, 
vements  with  bituminous  joints  are  not  as  easily  cleaned  as  bitum- 
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inous  pavements,  but  they  are  more  easily  cleaned  than  cement-concrete 
pavements,  because  of  the  greater  porosity  of  the  latter  and  as  the  usual 
rough  surface  of  the  cement-concrete  pavement  gives  greater  adhesion 
to  foreign  matter  coming  on  it. 

Noiselessness.  The  importance  of  this  factor  in  a  pavement  is  being 
more  and  more  appreciated.  One  serious  objection  that  has  been  raised 
to  brick  pavements  in  the  past,  and  is  still  interfering  with  their  selection 
in  many  cases,  is  that  they  seem  to  be  comparatively  noisy,  coming  perhaps 
second  only  to  stone  block  in  this  respect.  As  a  matter  of  fact,  there  have 
been  cases  where  it  was  claimed  that  they  were  even  more  noisy  than  the 
stone  block  they  replaced.  In  a  letter  addressed  to  the  Chairman  of  the 
Paving  Commission  of  Baltimore  City  in  1914,  certain  abut  tors  on  a  street 
containing  one  street-car  track,  and  formerly  paved  with  granite  block 
on  a  gravel  foundation,  stated  that  "  the  brick  are  noisier  than  the  Belgian 
blocks  they  replaced."  The  new  construction  consisted  of  sheet-asphalt 
from  each  curb  to  the  nearest  rail  and  vitrified  brick  with  cement  filler 
between  the  rails,  all  being  laid  on  a  cement-concrete  base.  Similar  in- 
stances of  an  apparent  increase  in  the  noisiness  by  the  substitution,  within 
the  street  railway  areas  on  a  number  of  streets  in  Baltimore,  of  brick  for 
stone  block  or  other  pavements,  compels  the  consideration  of  this  matter. 
Unquestionably  the  brick  are  more  resonant  than  the  more  massive  stone 
block,  bituminous  concrete,  or  even  cement-concrete  and  macadam. 
Furthermore,  the  smoother  surface  of  the  cement  grouted  brick  pavement 
may  act  as  a  better  reflector  to  the  sound  produced  upon  it  than  the  rougher 
surface  of  the  other  pavements,  such  as  stone  block  for  instance,  where 
the  surfaces  of  individual  blocks  are  probably  not  as  smooth  as  the  brick 
and  the  surface  of  the  pavement  itself  does  not  approach  as  closely  to  a 
single  plane  as  does  the  surface  of  the  cement  grouted  brick  pavement. 
Consequently  the  sound  may  be  more  or  less  broken  up  in  the  case  of  the 
stone  block  surface  and  not  so  directly  and  effectively  reflected.  The 
reflection  of  sound  may  be  compared  perhaps  to  the  reflection  of  light 
which  is  normally  most  efficient  from  a  polished  and  non-absorbent  surface 
like  that  of  a  mirror  of  silvered  glass.  The  comparative  noiselessness  or 
noisiness  of  cement  grouted  and  bituminous  filled  brick  pavements  is  a 
controversial  question,  and  until  some  standards  for  measuring  noise  have 
been  devised,  a  settlement  of  the  question  in  any  case  will  probably  be 
largely  on  a  basis  of  opinion.  With  a  cement  filler  the  reverberating  qualities 
of  the  brick  pavement  are  at  the  maximum  and  any  hollow  rumblings,  such 
as  frequently  occur  from  unequal  bedding  of  the  brick  and  the  displace- 
ment of  the  sand  cushion  are  more  readily  transmitted  to  adjacent  stores 
and  buildings,  and  apparently  magnified  there.  The  brick  pavements 
with  bituminous  joints  do  not  produce  the  roaring  hollow  sound  which 
so  often  emanates  from  cement  grouted  brick  pavements  and  which  is 
frequently  objected  to  seriously.  On  the  other  hand,  the  pavements  with 
bituminous  joints  do  give  forth  a  sharp  rattling  noise  owing  to  the  in- 
evitable wearing  out  or  sinking  of  the  bituminous  filler  between  the  brick 
and  the  striking  of  the  hard  tires  of  vehicles  on  the  edges  of  the  brick, 
and  this  noise  is  sometimes  seriously  objected  to.  The  noiselessness  of 
bituminous  pavements  and  of  macadam  is  extreme,  especially  in  the  case 
of  the  former.  The  noiselessness  of  cement-concrete  is  usually  nearer  that 
of  macadam  than  is  the  case  of  any  brick  pavement. 

Acceptability  or  agreeableness  to  aesthetic  or  personal   demands  on  the 
pavement  will  be  determined  by  local  conditions  and  the  character  of  thr 
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pavement.  Under  some  conditions,  the  light  color  of  fire  clay  brick  is 
an  argument  for  its  selection.  In  others,  it  may  be  an  argument  against 
it,  and  the  same  may  be  said  of  the  reddish  colored  shale  brick  and  the 
bluish  or  grayish  slag  brick.  If  the  first  cost  of  the  pavement  is  largely 
paid  by  the  abutting  property  owners,  it  may  be  fair  to  take  into  con- 
sideration, when  the  selection  of  the  surfacing  is  to  be  made,  the  preferences 
of  these  abutters  for  any  peculiarities  of  a  particular  kind  of  pavement. 

Favorableness  to  Travel,  meaning  the  ease  and  comfort  enjoyed  in 
driving  over  a  pavement,  may  or  may  not  argue  for  the  selection  of  a  brick 
pavement  according  to  the  character  of  the  traffic.  If  the  traffic  consists 
largely  of  horse-drawn  pleasure  vehicles,  the  rigidity  of  a  brick  pavement 
will  quite  likely  be  offensive,  and  such  a  pavement  as  a  bituminous  pave- 
ment with  its  greater  resiliency  may  be  preferred.  •  Brick  pavements  seem 
a  little  more  rigid  than  some  cement-concrete  pavements,  altho  there  may 
not  be  much  difference  in  this  respect.  Further  statements  as  to  the 
relative  advantages  and  disadvantages  of  brick  pavements  may  be  found 
in  Sects.  4  and  24. 

3.    Foundations  and  Curbs 

Brick  pavements  are  laid  both  with  and  without  artificial  foundations. 
Modern  practice  generally  calls  for  an  artificial  foundation  of  Portland 
cement-concrete  to  be  provided.     There  can  be  no  question,  in  view  of  the 
extremely  satisfactory  experiences  in  many  places  where  an  artificial  founda- 
tion has  been  omitted,  that  a  practice  of  always  providing  a  concrete 
foundation  would  be  extravagant.     A  subgrade  of  gravel  or  sand  properly 
prepared  is  frequently  all  that  is  necessary  to  give  an  ample  foundation 
for  a  brick  pavement,  especially  where  the  traffic  over  the  latter  is  not 
likely  to  be  of  the  most  severe  type  within  a  reasonable  period.     An  excellent 
instance  of  the  satisfactory  wear  of  a  brick  pavement  on  a  sandy  base 
and  under  fairly  heavy  traffic  may  be  found  on  West  Chase  St.,  Baltimore. 
This  pavement  was  laid  in  1902,  and  was  in  excellent  condition  in  1916. 
The  street  is  on  the  crest  of  a  slight  ridge  running  east  and  west,  the  sub- 
grade  is  gravel  or  sandy  gravel  and  the  drainage  naturally  is  all  that  could 
be  desired.     Other  instances  of  the  successful  omission  of  concrete  founda- 
tion may  be  found  in  the  naturally  sandy  sections  of  such  towns  as  Miami, 
Fla.,  and  elsewhere.     It  is  absolutely  necessary,  where  an  artificial  founda- 
tion is  to  be  omitted,  that  the  natural  foundation  or  subgrade  shall  be 
properly  prepared  by  thoroly  and  evenly  compacting  the  same  and  by 
carefully  shaping  it  so  that  a  uniform  support  and  cushion  may  be  accorded 
the  brick  pavement.     The  cost  should  be  but  little  greater  than  the  cost 
of  the  same  work  necessary  before  the  placing  of  the  concrete  or  other 
artificial  foundation.     The  saving  in  first  cost  of  the  pavement  will  be 
from  50  to  75  cents  per  sq  yd,  and  in  the  annual  cost  of  the  pavement, 
interest  on  this  saving  may  be  upward  of  3  cents  per  sq  yd. 

The  Natural  Foundation  or  subgrade  for  a  brick  pavement  should  be 
carefully  prepared  whether  or  not  an  artificial  foundation  is  to  be  placed 
on  it.  The  importance  of  proper  preparation  of  the  natural  foundation, 
in  cases  where  the  cushion  and  wearing  course  are  to  rest  directly  on  the 
foundation,  is  often  greater  than  when  artificial  foundations  are  to  be 
provided,  particularly  in  view  of  the  greater  difficulties  sometimes  en- 
~*d  with  the  work  of  preparation  in  the  former  cases. 

went,  the  somewhat  usual  practice  of  neglecting  the  preparation 
uml  foundation  and  of  relying  on  the  artificial  foundation  to 
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make  up  for  the  defects  of  the  natural  foundation  should  be  avoided.  The 
natural  foundation  must  be  properly  drained  and  thoroly  compacted  and, 
as  nearly  as  may  be  practicable,  brought  to  the  proper  grades,  cross-sections 
and  uniformity  of  surface,  if  economy  in  the  design  and  construction  of 
the  subsequent  work  is  to  be  expected.  In  these  respects,  the  importance 
of  the  proper  preparation  of  the  natural  foundation  for  a  brick  pavement 
and  of  an  artificial  foundation  differs  along  no  line  except  in  degree  per- 
haps, from  the  importance  of  the  proper  preparation  of  the  foundation 
and  subgrade  for  a  macadam  road-crust.  The  natural  foundation  should 
preferably  be  thoroly  consolidated  by  a  roller  similar  to  that  used  in  macadam 
work  and,  when  once  prepared,  should  be  kept  as  free  from  disturbance  as 
possible  during  the  interval  occupied  by  placing  the  artificial  foundation. 
Any  natural  foundation  which  may  be  expected  to  suffer  displacement, 
or  to  permit  a  displacement  of  the  sand  cushion  placed  on  it,  should  have 
its  defects  in  these  respects  remedied,  or  it  should  be  supplemented  by  an 
artificial  foundation  over  it. 

Laylin  (42)  states,  that  "  Many  of  the  brick  pavements  in  northern 
Ohio  on  streets  and  roads  having  a  sandy  or  gravelly  soil,  are  laid  on  natural 
bed  foundation,  and  where  traffic  is  light  or  medium,  such  streets  are  giving 
first-class  service.  Many  such  streets  have  been  in  use  twenty  years  and 
more,  and  they  give  every  evidence  of  being  good  construction."  See 
also  (21)  and  (39). 

Rolling .  The  natural  foundation  should  always  be  thoroly  compacted, 
where  practicable  by  rolling  as  referred  to  in  Art.  9,  even  when  an  artificial 
foundation  is  to  be  placed  thereon.  In  cases,  such  as  of  extremely  sandy 
road-beds,  where  steam  rolling  may  be  impossible,  compaction  by  a  horse- 
drawn  roller  may  be  the  necessary  resort.  A  steam  roller  should  be  used 
whenever  possible  and  the  embankments  and  subgrades  thoroly  rolled,  any 
depressions  being  filled  with  material  similar  to  the  rest  of  the  foundation 
and  reroUed  until  the  surface  is  uniformly  firm,  even  and  at  the  proper 
elevations. 

Artificial  Foundations  for  brick  pavements  are,  as  has  been  noted,  gener- 
ally of  Portland  cement-concrete.  The  usual  practice  has  been  to  make 
concrete  foundations  6  in  in  thickness,  but  it  is  likely  that  some  extrava- 
gance has  been  incurred  by  the  adoption  of  this  convenient  figure.  This  is 
especially  true  where  the  filling  of  the  joints  in  the  pavement  has  sub- 
sequently been  of  high  character  and  with  Portland  cement  grout.  Brick 
pavements  are  not  expected  to  be  economical  under  the  most  severe  type 
of  traffic,  and  therefore,  where  other  conditions  justify  the  selection  of 
such  a  pavement,  it  is  also  quite  frequently  true  that  a  4  or  5  in  concrete 
foundation  will  answer  every  purpose,  and  permit  a  saving  to  be  made, 
especially  under  the  modern  practice  of  more  carefully  and  thoroly  prepar- 
ing the  subgrade.  Other  kinds  of  artificial  foundations  for  brick  pavements 
have  been  used,  such  as  broken  stone,  gravel  or  slag  roads,  heavy  layers 
of  compacted  gravel  or  sand,  brick  laid  on  a  layer  of  sand,  and  plank.  The 
use  of  the  brick  and  plank  foundations  has  been  found  unsatisfactory 
and  has  practically  ceased.     See  (33). 

Uniformity  and  Evenness  of  Surface  in  the  case  of  rigid  artificial  foun- 
dations are  especially  important,  because  of  the  relatively  greater  emphasis 
in  the  results  brought  about  by  the  greater  rigidity  usually  had  from 
artificial  foundations.  Lack  of  uniformity  therefore  is  more  apparent  on 
the  surface  of  the  pavement  in  course  of  time,  than  would  be  the  case 
where  there  was  lack  of  uniformity  at  the  start  as  in  the  instance  of  natura 
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foundations.  Evenness  of  surface  for  artificial  foundations  is  necessary 
in  order  to  secure  uniformity  in  the  thickness  of  the  cushion.  The  im- 
portance of  this  uniformity  is  Bet  forth  in  Art.  11.  The  tendency  is  increas- 
ing to  require  greater  attention  to  the  securing  of  a  most  even  surface  of 
such  artificial  foundations  as  cement-concrete. 

Macadam  Foundations  have  been  used  to  support  wearing  courses 
of  vitrified  brick  with  more  or  less  success.  If  the  macadam  has  been 
thoroly  compacted  and  settled  into  an  enduring  and  reasonably  rigid  form, 
and  the  surface  of  the  old  macadam  was  not  so  uneven  as  to  permit  too 
great  a  variation  in  the  thickness  of  the  sand  cushion,  the  results  have 
been  fairly  satisfactory.  On  the  other  hand,  where  the  macadam  was 
insufficiently  rigid  or  compact  and  so  uneven  on  its  surface  as  to  require 
a  sand  cushion  greatly  varying  in  thickness  at  different  points,  the  final 
results  were  unsatisfactory. 

Broken  Stone,  Slag  or  Gravel  Foundations  have  been  more  or  less 
successful  on  the  same  principle.  The  defect  of  such  foundations,  usually 
rather  loosely  compacted,  is  that  they  permit  the  escape  of  a  certain  amount 
of  sand  cushion  down  into  their  interstices,  which  results  in  uneven  settle- 
ment and  often  breaking  up  of  the  brick  wearing  course. 

Rolling.  The  artificial  foundation  may  or  may  not  properly  be  rolled, 
according  to  its  character.  At  any  rate,  it  should  be  thoroly  and  uniformly 
compacted  by  such  means  as  are  most  appropriate.  If  of  broken  stone, 
gravel  or  similar  material,  it  should  be  thoroly  rolled  to  the  utmost  possible 
compaction  by  a  10-ton  three-wheeled  steam  roller.  The  use  of  a  double 
drum  roller  will  be  unsatisfactory  because  of  the  uneven  compaction  result- 
ing from  such  use  of  this  roller.  The  bridging  of  compressible  areas  in  the 
material  by  the  long  drums  results  in  places  being  left  in  the  layer  which 
afterward  produce  unevenness  in  its  surface  and  eventually  in  the  surface  of 
the  pavement  itself.  With  a  three-wheeled  roller,  these  weak  spots  should 
be  discovered  and  may  be  remedied  before  being  covered  up.  Cement- 
concrete  is  not  usually  rolled  after  being  mixed  and  placed  tho  it  may  be. 
The  effort  is  usually  made,  however,  to  compact  the  concrete  to  some 
extent  at  least  by  ramming  it  in  place.  While  this  does  produce  some 
degree  of  compaction,  the  uniformity  of  compaction  is  questionable  in 
many  cases  and  rolling,  if  practicable,  would  be  better.  Broken  stone,  rolled 
and  then  grouted  with  cement  mortar  so  as  to  produce  in  situ  a  cement- 
concrete  would  form  a  strong  foundation  for  a  brick  pavement  but  the 
difficulties  in  the  way  of  securing  a  sufficiently  even  surface  uniformly  at 
the  proper  elevations  so  as  to  provide  for  a  uniform  thickness  in  the  sand 
cushion  may  be  insuperable. 

Curbs  have  usually  been  considered  necessary  along  brick  pavements 

for  the  purpose  of  preventing  the  outside  brick  from  breaking  away  under 

traffic  crossing  from  the  pavement  to  the  shoulder  and  the  consequent 

ultimate  destruction  of  the  pavement.     Wooden  curbs  have  been  used  with 

more  or  less  success  in  many  cases  of  country  roads.     Usually  it  has  been 

considered  better  practice  to  build  cement-concrete  curbs  from  4  to  6  in 

in  width  and  extending  as  low  as  the  base  of  the  artificial  foundation.     The 

objection  to  such  curbs  is  their  first  cost  and  the  extreme  difference  in 

rigidity  between  them  and  the  material  forming  the  shoulder  outside  of 

them.     This  results  in  a  tendency  for  a  rut  to  form  along  the  curb  and  just 

*^*>  of  it  in  the  shoulder  material  which  rut  serves  to  collect  water 

■vill  materially  affect  the  foundation.     Further,  unless  the  shoulders 

maintained  outside  the  curb,  the  wheels  of  vehicles  attempting 
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to  reach  the  pavement  from  the  shoulder,  find  difficulty  in  climbing  up 
over  the  edge  of  the  curb,  and  if  iron-tired,  tend  to  destroy  the  curb 
itself.  A  suggestion  for  obviating  the  difficulties  produced  by  curbs,  and 
tried  successfully  to  some  extent,  consists  of  constructing  on  a  cement- 
concrete  foundation  a  lug  projecting  upward  from  the  upper  surface  of 
the  concrete  about  2  in  just  outside  the  edge  of  the  sand  cushion  of  the 
pavement.  This  necessitates  making  the  concrete  foundation  from  3  to 
6  in  wider  than  the  pavement  in  order  to  give  a  substantial  width  to  each 
lug,  and  results  in  a  sunken  curb  holding  the  sand  cushion  and  the  lower 
edge  of  the  vitrified  brick  in  place.  The  cement  filler,  together  with  the 
support  of  selected  shoulder  material  against  the  outside  of  the  brick,  is 
claimed  to  furnish  sufficient  strength  for  keeping  the  brick  in  place,  and 
at  the  same  time  to  avoid  in  part  at  least  the  cost  and  other  objectionable 
features  of  a  rigid  curb  along  the  edges  of  the  pavement. 

MATERIALS 

4.    Shale  and  Fire-Clay  Brick 

The  Three  Principal  Paving  Bricks  now  in  use  are  the  vitrified  shale 
brick,  vitrified  fire-clay  brick,  and  the  slag  or  scoria  blocks.  Probably  the 
use  of  the  shale  brick  is  at  present  greater  than  that  of  the  other  two  com- 
bined. The  shale  brick  are  made  of  a  proper  mixture  of  suitable  clay 
and  shale,  dependent  upon  the  characteristics  of  each  of  the  materials 
available  in  a  given  locality.  The  mixture  is  carefully  and  intimately 
made  after  the  materials  have  been  ground  or  otherwise  prepared  so  as  to 
permit  their  proper  incorporation,  and  every  effort  is,  or  should  be,  made 
to  obtain  a  homogeneous  mixture.  The  mixing  is  done  with  the  aid  of 
water,  and  when  of  the  proper  consistency,  the  material  is  passed  thru 
rolls,  cutters  and  presses  to  form  the  individual  blocks.  These  blocks  are 
dried  and  then  roasted  in  kilns  until  an  approach  to  vitrification  of  the 
blocks  is  had,  when  the  fires  are  reduced  and  the  contents  of  the  kilns 
gradually  cooled  or  annealed.  Modifications  in  the  above  processes  produce 
different  types  of  bricks.     See  (36). 

Repressed  Brick  are  made  by  repressing  in  molds,  before  roasting, 
the  rough  brick  as  they  originally  come  from  the  cutters.  Most  repressed 
brick  have  projections  in  the  form  of  lugs  or  raised  letters  on  one  or  both 
sides,  intended  to  bring  about  a  slight  and  uniform  separation  of  the  rows 
of  brick  when  laid  in  a  pavement,  with  the  idea  that  better  joints  may 
be  had  thereby.  Some  repressed  brick  have  letters  on  their  sides  depressed 
into  one  face  in  order  to  permit  the  joint  material  to  get  a  better  hold  on 
the  brick. 

Wire  Cut  Brick  are  formed  directly  from  a  ribbon  of  the  soft  material 
proceeding  from  the  mixing  machine,  and  are  not  repressed.  They  are 
of  both  kinds,  smooth  and  with  lugs.  They  are  generally  somewhat  rougher 
in  appearance  than  the  repressed  brick,  but  it  is  represented  that  they  are 
more  uniform,  and  both  stronger  and  tougher  than  repressed  block,  because 
the  repressing  is  claimed  to  disturb  the  molecular  structure  injuriously. 

Vertical  Fiber  Brick  are  so  cut  from  the  ribbon  of  material  that  the 
surface  of  the  brick  exposed  to  traffic,  as  ordinarily  laid  in  a  pavement, 
is  perpendicular  to  the  axis  of  the  ribbon  as  it  comes  from  the  rolls.  Any 
fibers  in  the  ribbon  would  therefore  be  perpendicular  to  the  surface  of  the 
brick  when  so  laid,  as  is  the  case  with  the  wood  fibers  in  a  wood  block 
pavement.     See  (27).  ».,«..- 


.---.<•-  •- 
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Tucker  (64a)  presents  the  difference*  between  repressed  brick  and  vertical  fiber 
brick  as  follows  "The  first  difference  relates  to  putting  the  fiber  of  the  brick  in  a 
vertical  position  in  the  pavement.     Experiments  with  an  auger  machine  prove  con- 
clusively that,  as  the  clay  column  is  forced  thru  the  die  of  the  auger  machine,  there 
is  a  well-pronounced  arrangement  of  the  plastic  material  in  concentric  layers.    This 
arrangement  of  material  is  closely  represented  by  the  fiber  in  wood.    The  clay  column 
is  cut  into  blocks  by  wire  in  the  usual  fashion,  but  instead  of  being  passed  to  the  re- 
pressing machine,  the  green  blocks  are  immediately  passed  to  the  dryers  and  thence 
into  the  kilns.    The  auger  machine  expends  perhaps  76  h  p  of  energy  in  compressing 
the  material  and  building  up  the  fibrous  structure  just  mentioned.    These  blocks  axe 
ordinarily  passed  to  the  repressing  machine  where  the  movable  sides  of  the  die  bring 
a  heavy  pressure  to  bear  on  the  six  surfaces  of  the  block,  effectually  upsetting  or  breaking 
down  the  fibrous  structure  previously  obtained  besides  expending  a  considerable 
amount  of  energy  to  undo  what  the  auger  machine  has  just  done. 

"Other  differences  are  that  the  repressed  brick  has  smoother  surfaces,  is  habitually 
given  rounded  edges,  and  usually  carries  the  maker's  name.  The  new  style  of  block 
is  purposely  left  as  square-edged  as  the  process  of  manufacture  will  permit,  is  cut  by  a 
coarse  wire  with  a  view  to  producing  a  roughened  surface,  and  therefore  has  only  the 
four  smooth  surfaces  given  by  the  sides  of  the  die  in  the  auger  machine.  It  has  been 
common  practice  to  so  proportion  the  repressed  brick  that  each  brick  went  into  the 
pavement  lying  on  its  side  so  far  as  the  fiber  was  concerned,  tho  on  edge  as  to  size, 
the  effect  being  as  if  wood  paving  blocks  were  laid  with  their  grain  parallel  to  the 
direction  of  traffic,  instead  of  having  it  vertical.  On  the  hypothesis  of  a  fibrous  structure 
it  appears  that  the  resistance  to  wear  should  be  much  greater  if  the  fibers  are  placed 
vertically  in  the  pavement  instead  of  lying  flat  since  the  tendency  to  spall  or  break  is 
thereby  greatly  lessened.  The  vertical-fiber  method  of  laying  brick  is  now  carried 
out.  The  dimensions  of  the  brick  are  8>£  by  Zy2  by  3  in,  and  they  are  laid  flatwise; 
that  is,  with  the  3-in  dimension  vertical. 

"  From  the  manufacturer's  standpoint,  there  is  a  considerable  saving  of  material  due 
to  lessening  the  pavement  thickness.  Also,  as  the  bricks  have  their  larger  dimensions 
flatwise,  a  less  number  of  bricks  is  required  to  the  square  yard  and  substantial 
savings  may  be  thereby  made,  while  the  consequent  lessening  of  cost  tends  to 
popularize  brick  paving.  Also  the  cost  of  power  required  to  operate  the  repress- 
ing machine  is  saved,  as  well  as  the  extra  hauling  required  to  put  the  brick  thru  it." 
See  (64b). 

Fire-Clay  Brick  are  made  from  fusible,  plastic  clays,  selected  for  the 
purpose,  with  or  without  an  admixture  of  sand,  in  much  the  same  manner 
and  form  as  are  shale  brick,  tho  usually  of  smaller  size  than  the  latter. 
They  are  supposed  to  be  somewhat  softer  and  less  brittle  than  shale  brick, 
but  the  difficulties  of  securing  proper  materials  and  of  their  manufacture 
has  interfered  with  their  serious  competition,  except,  locally,  with  the  shale 
brick,  and  their  use  is  much  less  extensive. 

5.    Scoria  or  Slag  Blocks 

Scoria  or  Slag  Blocks  are  usually  cast  in  molds  from  tne  molten  slag 
forming  the  waste  or  by-product  from  blast  furnaces  for  producing  iron. 
These  slags  vary  a  great  deal  in  composition  according  to  the  character 
of  the  iron  ores  being  used,  and  the  character  of  the  flux  employed  for 
their  purification.  The  acid  slags,  being  more  vitreous,  are  the  ones  suit- 
able for  brick  making.  Not  all  of  the  acid  slags,  however,  can  be  used 
to  advantage  for  slag  brick,  and  the  details  of  the  methods  of  manufacture 
are  important.  Proper  annealing  of  the  brick  is  somewhat  difficult  but 
absolutely  necessary  for  success.  Good  slag  brick  appear  to  stand  up 
better,  under  fairly  heavy  traffic,  than  do  shale  or  fire  clay  brick.  They 
~~»  often,  however,  unfairly  reputed  to  be  somewhat  more  slippery  than 
Hers, 
lalysis  of  a  Slag  Block  taken  at  random  from  a  lot  being  used  in  1914  in  Balti- 
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tore,  Md.,  and  supposed  to  have  come  from  England,  was  as  follows:  Size  of  block, 
^  by  4  by  8  in,  edges  bevelled  on  one  face;  weight,  10.56  lb;  specific  gravity,  2.684. 

Chemical  Analysis 

Silica 84 .  48  % 

Alumina 29.68% 

Oxide  of  iron 4.00% 

Lime 11 .  73% 

Magnesia 10.02% 

Alkalies 1. 15% 

Sulphuric  add 8.99% 


100.00% 

6.    Physical  Properties  of  Brick 

The  quality  of  a  paving  brick  depends  upon  its  density,  hardness,  im- 
>erviousness,  resistance  to  cross  breaking  and  crushing  strains,  toughness, 
knd  uniformity  or  homogeneity  of  character. 

Form  and  Size.  Paving  brick  are,  approximately  at  least,  rectangular 
n  section  each  way,  tho  the  edges  of  the  faces  intended  to  be  exposed  in  the 
>avement  are  frequently  rounded  slightly  at  the  corners,  especially  in  the 
jase  of  repressed  and  slag  brick.  Originally,  paving  brick  were  made  in 
various  sizes,  some  makes  being  practically  identical  in  size  with  the  or- 
iinary  building  brick,  that  is,  2  by  4  by  8  in,  while  variations  from  this 
iize  up  to  what  might  be  called  tiles,  12  by  12  by  4  or  6  in  thick  were  not 
in  common.  The  standard  size  for  shale  brick  now  is  3  ^  by  4  by  8>£  in; 
for  fire  clay  brick,  2 J^  by  4  by  8%  in;  and  for  slag  brick,  3  H  by  4  by  8  in. 
En  repressed  brick,  if  the  edges  are  rounded  the  radius  should  not  exceed 
Ke  in  and  any  lugs  or  projections  on  the  side  of  the  brick  should  be  not 
greater  than  \i  in  beyond  the  plane  of  the  side.  Variations  in  width  and 
depth  should  not  exceed  Y%  in,  nor  in  length  be  more  than  M>  in. 

Reduction  in  Depth  of  Brick  (49c).     "  Since  the  advent  of  the  monolithic  and  semi- 
monolithic  construction  there  is  a  tendency  among  paving  engineers  to  reduce  the 
depth  of  the  brick  from  4  to  8  in.    If  a  8-in  brick  laid  directly  in  the  green  concrete, 
or  on  a  cement-sand  superfoundation  will  give  as  durable  a  wearing  surface  as  a  4-in 
brick,  there  would  be  considerable  saving  in  the  cost  of  brick  paving,  especially  in 
districts  at  a  distance  from  the  brick  plants.    The  paving  engineer  in  preparing  his 
estimates  should  investigate  the  saving  in  1  in  of  brick  as  compared  with  1  in  of  the 
prepared  foundation,  and  prepare  his  plans  and  cross-section  of  pavement  accordingly. 
In  the  manufacture  of  3-in  paving  brick  there  is  a  little  saving  in  cost  at  the  plant; 
the  main  saving,  however,  being  in  the  transportation  charges.     A  thousand  8-in 
paving  brick  weigh  about  7500  lb  which  is  a  saving  in  weight  of  approximately  2500 
lb  over  that  of  a  4-in  brick.    This  would  mean  on  a  shipment  of  brick  to  New  York 
City  from  the  eastern  Ohio  district  a  saving  of  about  16  cents  per  sq  yd  of  brick  surface. 
To  the  contractor  there  is  a  considerable  saving  in  the  use  of  a  3-in  paving  brick.     He 
can  haul  one-third  more  brick  per  load;  the  manipulation  of  handling  and  laying  would 
be  faster;  they  would  require  one-fourth  less  grout  or  bonding  material  and  also  require 
less  excavation.     Many  engineers  are  taking  advantage  of  these  savings  and  there 
has  been  an  increasing  demand  for  3-in  brick  during  the  year  1916." 

Number  per  Square  Yard  of  Pavement.  With  fire-clay  brick  of  the  size 
above  given,  allowing  for  joints,  58  will  be  required  to  the  square  yard  of 
pavement  if  the  brick  are  laid  on  edge,  and  38  brick  per  square  yard  if 
they  are  laid  flatwise.  With  shale  brick  laid  edgewise,  43  will  be  required 
to  the  square  yard,  and  38,  if  laid  flatwise. 

The  Color  of  shale  brick  is  usually  a  dark  red,  more  or  less  mottled  or 
speckled  with  small  blue  or  yellowish  white  spots;  that  of  fire-clay  brick 
is  usually  yellow  or  yellowish  white;  and  that  of  slag  brick,  light  blue  or 
bluish  gray.    All  these  paving  brick  have  a  skin  or  superficial  cos 
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vitreous  in  character  than  the  interior  of  the  brick,  and  generally  darker 
in  color.  As  this  skin  is  broken  or  worn  off,  the  wear  of  the  exposed  interior 
mass  is  often  perceptibly  different  under  traffic.  Too  great  a  variation  in 
color  between  the  outside  and  the  inside  of  any  brick  therefore  indicates  a 
difference  in  character  and  possibly  to  an  objectionable  extent. 

The  color  of  paving  brick  is  no  criterion  for  comparing  brick  made  from 
different  clays,  tho  for  a  given  clay  it  may  be  a  reliable  guide,  if  burned 
under  the  same  conditions,  as  to  the  heat  it  has  received.  Uniformity  of 
color  thruout  a  broken  brick  is  a  valuable  guide  for  checking  up  the  work 
of  the  burner,  as  too  dark  a  center  shows  varied  firing,  while  a  too  light- 
colored  center  shows  insufficient  time  in  holding  the  heat.  Homogeneity, 
density  and  degree  of  vitrification  may  be  judged  by  the  appearance  of  the 
fracture  on  breaking  a  brick,  and  there  should  be  apparent  no  large  spots 
of  unfused  matter  in  glassy  or  spongy  spots,  no  lack  of  uniformity,  no ' 
shakes  or  marked  laminations. 

Density  is  a  desirable  factor  in  paving  brick,  as,  other  things  being  equal, 
with  the  denser  brick,  the  greater  quantity  of  wearing  material  is  had  in  a 
given  space.  The  density  is  usually  expressed  in  terms  of  specific  gravity, 
the  shale  brick  ranging  from  2.05  to  2.55;  the  fire-clay  brick  from  1.95 
to  2.30;  and  the  slag  brick  from  2.5  to  3.0. 

Hardness  is  the  property  resisting  the  attrition  of  the  tires,  especially 
when  the  brakes  are  applied,  and  of  horses'  shoes.  It  is  probably  next  to 
toughness  as  an  important  requisite  of  good  paving  brick. 

Imperviousness  is  an  indication  of  the  degree  of  vitrification,  as  a  sound 
and  perfectly  vitrified  brick  is  non-porous.  Fire-clay  brick  rarely  absorb 
less  than  2%  on  24  hr  soaking  in  water,  and  often  over  5%  without  much 
injury  to  their  use  in  pavements.  Shale  brick  range  from  1  to  2}^%,  while 
slag  brick  show  even  less  absorption.  Too  little  absorption  may  be  in- 
dicative of  brittlenees.  The  National  Paving  Brick  Manufacturew  As- 
sociation takes  the  position  that  the  absorption  test  is  unnecessary,  in  that 
the  rattler  test  gives  all  the  necessary  information. 

Tillson  (8)  says:  "  The  porosity  of  a  paving  brick  is  one  that  can  be  easily  tested  and 
has  received  considerable  attention  by  engineers.  It  has  been  generally  considered 
that  2%  is  the  maximum  amount  of  absorption  that  a  good  paving  brick  should  be 
allowed.  Very  few  good  shale  bricks  will  exceed  this,  but  bricks  manufactured  from 
ftre-clayB,  which  from  their  nature  are  incapable  of  vitrification,  will  in  almost  every 
case  absorb  more  than  this  amount.  It  has  generally  been  considered  that  the  danger 
of  absorption  in  a  paving  brick  was  similar  to  that  in  building  bricks,  that  is,  its  lia- 
bility to  disintegrate  under  the  action  of  frost,  but  it  must  be  remembered  that  paving 
brick  and  building  brick  are  two  different  substances.  In  order  to  reach  the  point 
of  vitrification,  brick  have  been  subjected  to  such  severe  heat  that  they  have  acquired 
a  strength  which  is  fully  able  to  withstand  all  actions  of  the  frost,  and  tests  made 
have  borne  out  this  view  of  the  question.  Tests  for  porosity,  however,  are  valuable, 
as  they  indicate,  in  a  way  not  otherwise  possible,  the  amount  of  vitrification  that  has 
taken  place,  especially  on  the  exterior.  If  the  brick  are  thoroly  vitrified  they  cannot 
be  porous  and  absorb  any  appreciable  amount  of  water." 

The  Resistance  to  Crushing  and  Cross-Breaking  Strains  should  be  re- 
garded in  the  light  of  the  strains  likely  to  come  on  any  individual  brick 
in  the  pavement.  Usually  these  tests  are  omitted.  Paving  brick  vary 
greatly  in  crushing  resistance,  ranging  between  4  000  and  30  000  lb  per 
sq  in.  Cross-breaking  resistance  ranges  from  1  000  to  3  500  lb  per  sq  in 
of  cross-section  when  tested  between  supports  6  in  apart  and  loaded  midway. 
With  the  sand  cushion  under  a  brick  pavement  and  the  other  precautions 
tnlren  in  constructing  a  pavement,  a  test  for  the  cross-breaking  strength 
ily  needed. 
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Toughness  is  a  most  vital  property  in  a  brick  for  pavement  purposes,  for 
toughness  is  the  ability  to  resist  the  most  severe  of  the  destructive  agencies 
of  the  pavement,  that  is,  the  shocks  of  traffic.  The  rattler  test  (see  Art.  9) 
for  toughness  has  been  fairly  well  standardized.  As  a  matter  of  fact, 
this  test  for  toughness,  when  properly  carried  out,  frequently  obviates 
the  necessity  for  any  of  the  other  tests  above  mentioned,  except  perhaps 
those  made  thru  visual  inspection  as  already  indicated.  A  test  for  tough- 
ness or  resistance  to  spalling,  or  chipping  off  at  the  edges  under  shock,  has 
been  proposed,  but  it  has  not  as  yet  been  standardized,  nor  does  it  seem 
to  have  been  generally  accepted  in  principle.  Green  (34)  has  conducted  a 
series  of  tests,  with  the  Page  impact  machine,  to  investigate  the  relation- 
ship between  toughness  and  the  loss  on  abrasion  in  the  standard  rattler 
tests.     Typical  results  of  tests  are  given  in  Table  I. 

Table  I 


Method  of 
Manufacture 

Average  Tough- 
ness of  Surface 
Cores 

Percentage 

Rattler 

Loss 

Method  of 
Manufacture 

Average  Tough- 
ness of  Surface 
Com 

Percentage 

Rattler 

Loss 

Wire  Cut  . . . 

10.6 

15.5 

Repressed . . . 

9.0 

15.0 

Wire  Cut  . . . 

12.0 

16.0 

Repressed . . . 

7.6 

15.1 

Wire  Cut  . . . 

10.0 

16.8 

Repressed . . . 

6.0 

16.8 

Wire  Cut  . . . 

10.0 

17.2 

Repressed . . . 

7.5 

16.9 

Wire  Cut.. . . 

9.0 

19.4 

Repressed . . . 

7.5 

17.6 

Wire  Cut . . . 

5.0 

19.9 

Repressed . . . 

9.0 

19.1 

Wire  Cut  . . . 

10.0 

20.0 

Repressed . . . 

4.0 

19.7 

Wire  Cut  . . . 

9.0 

20.0 

Repressed . . . 

7.0 

20.2 

Wire  Cut-. . . 

4.5 

20.2 

Repressed . . . 

6.0 

20.6 

Wire  Cut  . . . 

6.5 

20.8 

Repressed . . . 

7.0 

20.7 

Wire  Cut  . . . 

9.8 

21.0 

The  Uniformity  or  Homogeneity  of  paving  brick  in  all  respects  is  most 
important,  and  this  applies  to  a  lot  of  brick  as  well  as  to  the  individual 
specimen.  It  is  obvious  that  variation  in  the  individual  bricks  composing 
a  pavement  will  result  in  lack  of  uniformity  in  the  resistance  of  the  pave- 
ment to  wear  under  traffic,  just  as  lack  of  uniformity  in  the  composition 
of  the  individual  specimen  will  result  in  lowering  its  resistance  to  wear. 
Brick  pavements  can  frequently  be  so  unevenly  worn  as  to  be  unsatisfactory 
in  their  condition,  or  even  to  warrant  their  relaying,  because  of  the  numer- 
ous holes  in  the  surface  caused  from  the  more  rapid  wear  of  one  or  two 
brick  which  have  been  surrounded,  as  laid,  by  more  resistant  brick.  Had 
the  brick  worn  more  uniformly  thruout  the  pavement,  while  the  total 
wear  of  the  pavement  would  have  perhaps  been  greater,  its  existing  con- 
dition of  surface  would  have  been  far  less  unsatisfactory.  A  great  defect 
of  the  tests  now  generally  made  on  paving  brick  is  that  they  do  not  usually 
provide  for  special  consideration  on  this  point.  See  Arts.  8  and  9.  See 
also  (13).     For  about  1000  records  of  brick  tests,  see  (44a)  and  (44b). 

Tfllson  (8)  says:  "All  products  of  the  same  kiln  should  be  uniformly  burned. 
While  this  is  sometimes  difficult  to  be  obtained,  if  proper  care  is  exercised  in  the  burning, 
and  the  brick  are  selected  at  the  kiln  before  shipment,  satisfactory  results  can  be 
secured  In  almost  every  instance.  A  better  pavement  will  result  from  a  lot  of  brick 
that  are  uniformly  burned,  even  if  not  fully  up  to  the  required  standard,  than  from  a  lot 
which  is  perhaps  one-half  perfect  and  the  other  half  somewhat  inferior,  for  when  subject- 
ed to  traffic  the  harder  brick  will  maintain  their  size,  while  the  softer  brick  will  wear  and 
the  entire  surface  soon  become  rough  and  uneven  and  very  disagreeable  for  travel." 

Tests  on  Individual  Brick.  Provision  should  be  made  for  securing  in- 
formation as  to  the  uniformity,  or  lack  of  it,  in  the  losses  of  the  individual 
brick,  or,  as  they  are  samples,  of  the  lot  of  brick  they  represent.     The 
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necessity  for  uniformity  among  the  individual  brick  composing  a  pavement 
has  already  been  generally  recognized.  Further  discussion  on  the  subject 
may  be  found  in  (24)  and  (47a).  Specifications  such  as  those  of  the  Am. 
Soc.  Test.  Mat.  (see  Art.  9)  or  of  the  Am.  Soc.  Mun.  Imp.  should  have 
added  to  them  a  clause  like  that  in  the  specifications  of  the  Md.  Road 
Comm.,  thus:     "  The  losses  in  the  rattler  test  shall  not  average  more  than 

,  nor  shall  the  difference  between  the  maximum  and  minimum  losses 

in  the  rattler  test  exceed  ten  points."     See  (44b),  (51a),  (51b)  and  (52b). 

Illinois  Practice  (51a).  "The  bricks  are  marked  with  a  compressed  air  drill  makmg 
a  hole  only  VlO  in  in  diameter,  and  }£  in  deep  (see  Fig.  1).  Approximately  200  rattler 
tests  have  been  performed  during  the  past  years,  using  the  above  scheme  of  identifies- 


• 

■ 

• 

• 

• 

• 

• 

• 

• 

• 

V 

• 

Jfo.1  How.8  No.  3  No.  4  No.* 

Same  as  above  with  one  hole  on  opposite  side 

No.  6  No.  7  No.  8  No.  9  No.  10 

Fig.  1.    Roman  Method  of  Marking  Paving  Brick  for  Rattler  Test 

tion,  and  it  has  been  noted  that  very  few  of  the  bricks  which  broke,  or  chipped,  in  the 
rattler  were  broken  thru  a  drill  hole.  A  number  of  comparative  rattler  tests  were 
performed  with  marked  and  unmarked  bricks,  and  it  has  been  found  that  the  drilling  of 
the  small  holes  used  in  marking  did  not  cause  any  appreciable  increase  in  the  rattler  loss. 
It  has  been  noted  in  practice  that  a  shipment  of  bricks  showing  a  fairly  high  average 
rattler  loss  and  uniform  wearing  qualities,  will  often  make  a  better  pavement  than  bricks 
showing  a  low  average  loss,  but  also  rather  wide  variations  in  wearing  qualities." 

Newark,  N.  J.,  Method  and  Tests  (40).  "The  system  of  marking  bricks, 
which  is  in  use  in  a  number  of  cities,  is  as  follows:  (1)  drill  hole  on  the  flat  part;  (2) 
one  drill  hole  on  the  top  part;  (3)  one  drill  hole  on  each  flat  portion;  (4)  one  drill 
hole  on  top  and  bottom;  (6)  one  drill  hole  on  the  end;  (6)  one  drill  hole  on  each  end;  (7) 
two  drill  holes  on  flat  part;  (8)  two  drill  holes  on  the  top  part;  (9)  one  on  top  and  one 
on  end;  (10)  blank.  The  drill  holes  can  be  put  in  the  bricks  by  a  man  accustomed 
to  do  that  kind  of  work  in  from  20  to  25  min.     There  are  but  16  holes  to  be  drilled.'* 

Table  II.— Percentage  Lost  by  Each  Brick  in  Rattler  (40) 


Samples 

No.  1 

No.  2 

No.  3 

No.  4 

No.  5 

No.  6 

No.  7 

No.  8 

No.  9 

No.  10 

Aver. 

1 

24.0 
20.6 
21.0 
21.0 
20.0 

24.0 
20.6 
21.6 
21.3 
20.6 

24.5 
20.6 
21.5 
21.4 
21.0 

24.5 
21.0 
22.0 
21.2 
21.5 

25.0 
21.5 
22.0 
22.0 
22.0 

19.0 
22.0 
21.7 
22.0 
22.0 

19.6 
21.5 
21.8 
21.9 
22.0 

19.5 
25.0 
20.8 
21.7 
22.0 

20.0 
26.6 
22.0 
23.5 
22.0 

20.0 
26.0 
28.5 
29.6 
82.0 

22.00 

2 

22.30 

8 

22.28 

4 .  . '. 

22  55 

6 

22.50 

Table  III.— Typical  Tests  on  Individual  Brick  Made  by  Maryland  Geological 

Survey  (44b) 


Number 
of 

Percentage  Lost  by  Each  Brick  in  Rattler,  1800 

Revolutions 

Test 

No.  1 

No.  2 

No.  3 

No.  4 

No.  6 

No.  6 

No.  7 

No.  8 

No.  9 

No.  10 

Aver. 

218 

10 

13 

13 

15 

15 

15 

16 

23 

36 

18 

225 

20 

20 

24 

25 

25 

26 

30 

31 

34 

26 

281 

18 

21 

23 

24 

24 

24 

25 

29 

87 

26 

242 

20 

22 

22 

23 

24 

26 

26 

27 

28 

42 

26 

264 

18 

20 

24 

25 

26 

26 

31 

33 

35 

26 

266 

15 

15 

17 

18 

20 

23 

25 

82 

59 

25 

268 

17 

17 

18 

20 

20 

22 

22 

24 

32 

21 

272 

13 

17 

17 

17 

20 

20 

23 

26 

44 

22 

** 

11 

11 

12 

16 

17 

18 

23 

27 

36 

19 

18 

19 

21 

22 

22 

23 

28 

30 

30 

23 
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7.    Sampling  Brick 

lie  following  method  was  adopted  at  the  First  Conference  of  State 
hway  Testing  Engineers  and  Chemists  held  under  the  auspices  of  the 
3.  O.  P.  R.  in  Feb.,  1917. 

Inspection.  Vitrified  bricks  may  be  inspected  and  tested  at  the  point  of  manu- 
ure,  or  they  may  be  sampled  at  the  point  of  delivery,  and  representative  samples 
nitted  to  the  laboratory  for  testing  prior  to  acceptance  of  the  shipment. 
Plant  Inspection.  Whenever  practicable  the  inspection  and  testing  of  vitrified 
ks  shall  be  carried  on  at  the  manufacturer's  plant.  The  choice  between  plant 
lection  and  sampling  at  point  of  use  should  be  based  om  the  average  number  of 
k  to  be  shipped  from  the  plant  per  day,  and  the  total  number  required  for  the 
ticular  piece  of  work.  Whenever  conditions  permit,  samples  should  be  taken 
ictly  from  the  kiln  during  the  process  of  emptying.  One  or  more  sets  of  tests, 
ending  upon  the  size  of  the  kiln,  each  set  consisting  of  three  separate  tests,  should 
made  on  each  kiln.  Each  test  in  a  set  of  three  should  represent  approximately  a 
fie  degree  of  burning,  based  on  the  position  of  the  bricks  in  the  kiln,  and  all  ten 
the  bricks  in  a  single  test  should  be  of  the  same  approximate  degree  of  burning, 
e  average  abrasion  loss  in  three  such  tests  will  determine  whether  the  contents  of  a 
i  or  part  of  a  kiln  meet  the  average  maximum  abrasion  loss  specified;  and  the 
ximum  variation  between  the  percent  abrasion  losses  of  the  three  sets  will  be  used  to 
ermine  what  portion  of  the  bricks  represented  will  be  culled  or  rejected. 
'Sampling  from  piles  at  the  plant.  In  general,  samples  selected  from  piles  at  the 
,nt  shall  be  as  nearly  as  possible  representative  of  the  entire  run  of  the  bricks.  Samples 
m  piles  shall  be  taken  from  as  many  different  points  corresponding  to  the  length, 
sadth  and  depth  of  the  pile  as  possible.  In  no  case  shall  they  be  confined  to  the 
per  or  outer  few  layers.  Where  controversy  arises  regarding  the  admissibility 
certain  types  or  portions  of  the  lot,  entire  test  samples  may  be  selected  from  such 
pes  or  portions  having  a  characteristic  appearance  in  common. 
"  ftatwpii«g  at  Point  of  Delivery.  A  representative  sample  should  be  taken  from 
eh  carload  received.  Considerations  covered  under  Sampling  from  Piles  at  the 
ant  apply  equally  to  sampling  from  cars. 

"  Shipping.  Samples  shipped  by  freight  or  express  to  the  laboratory  shall  be  put 
► in  packages  containing  12  bricks  each,  packed  in  two  rows  separated  by  a  partition 
r  protection. 

"  Condition  of  Bricks  before  Testing.    If  bricks  are  damp,  they  shall  be  dried  at  a 
mperature  of  39°  C  (100°  F)  before  testing.    No  bricks  shall  be  included  in  the  test 
t  which  would  be  rejected  on  the  basis  of  cracks,  chips,  or  other  defects  covered  by 
te  specification  clauses  for  visual  inspection." 
The  method  adopted  by  the  Am.  Soc.  Test.  Mat.  is  described  in  Art.  9. 

8.    Methods  of  Testing  Brick 

Tests  for  Quality  of  Paving  Brick  usually  made  are  now  generally  con- 
ned to  one,  the  rattler  test.  Sometimes,  however,  a  test  is  made  for 
bsorption  and  for  the  cross-breaking  strength.  Specifications  also  gener- 
lly  include  clauses  concerning  the  visual  inspection  of  the  brick  in  order 
o  provide  for  especial  uniformity  in  size  and  shape,  and  for  homogeneity 
nd  freedom  from  flaws,  nodules,  voids,  etc  in  internal  composition. 

The  Absorption  Test,  when  made,  is  usually  carried  out  as  follows:  Five 
irick,  which  have  been  thru  the  rattler  test,  are  thoroly  dried  and  their 
weights  recorded.  They  are  then  immersed  in  water  for  48  hr,  removed 
.nd  dried  superficially  with  blotting  paper,  and  again  weighed.  The  gain 
n  weight  is  calculated  and  reported  as  the  absorption,  the  percentage  being 
>ased  on  the  weight  of  the  brick. 

The  Cross-Breaking  or  Transverse  Test  is  as  follows:  The  brick  is  sup- 
>orted  upon  two  knife  edges  and  a  load  is  applied  on  the  upper  side  midway 
between  the  supports  by  means  of  a  third  knife  edge.     The  load  is  gradually 


1116  Brick  Pavements  Sect.  2fl 

increased  Until  rupture  occurs.     The  result  of  the  test  is  expressed  in  the 

3  P  Li 

ratio  of  the  fraction         ^  called  the  modulus  of  rupture.     In  the  fraction. 

P  represents  the  breaking  loads  in  pounds,  L  the  distance  between  the 
supports,  B  the  breadth  of  the  specimen,  and  D  the  depth  of  the  specimen, 
measured  in  inches.  In  making  the  test,  a  number  of  individual  g«wpi»« 
should  be  used  so  that  a  fair  average  of  the  lot  may  be  obtained. 

Rattler  Test.  For  a  description  of  the  standard  method  of  making  the 
rattler  test,  see  the  Standard  Specifications  for  Paving  Brick  of  the  Am. 
Soc.  Test.  Mat.  given  in  Art.  9. 

9.    Specifications  for  Brick 

The  First  Conference,  1917,  State  Highway  Engineers  and  Chemists 

adopted  the  following  specifications  for  paving  brick. 

All  brick  shall  be  of  a  size  commercially  known  as  vitrified  block.  They  shall  be 
thoroly  annealed,  tough  and  durable,  regular  in  size  and  shape  and  evenly  burned. 
When  broken  the  bricks  shall  show  a  dense,  atone-like  body,  free  from  lime,  air  pocket* 
cracks  or  marked  laminations.  Kiln  marks  shall  not  exceed  ....  of  an  inch,  and  tat 
wearing  surface  shall  show  but  slight  kiln  marks. 

"Rattler  Test.  Representative  samples  of  the  brick  shall  meet  the  following 
requirements  when  subjected  to  the  rattler  test.     Average  loss  by  abrasion  on  one  or 

more  tests,  not  more  than %.     Maximum  difference  in  percent  loss  by  abi 

when  more  than  one  representative  sample  is  tested,  not  more  than  ....%.     A 
imum  of  three  tests  will  be  used  as  a  basis  for  rejection. 

"  Dimensions.    The  brick  shall  meet  the  following  requirements:    Length,  .... 

inches  to inches;  width, inches  to inches;  depth,  ....  inches  to 

inches. 

"  Variations  among  brick  from  a  single  plant  shall  not  exceed  the  following  Units: 

Variation  in  length, of  an  inch;   variation  in  width,  ....  of  an  inch;   variation  n 

depth,  ....  of  an  inch. 

"  If  the  edges  of  the  brick  are  rounded,  the  radius  shall  not  exceed  ....  of  an  inch. 
Only  brick  with  lugs  on  one  side,  raised  not  less  than  ....  of  an  inch,  nor  more  than 
of  an  inch,  shall  be  used. 
Visual  Inspection.  The  bricks  shall  be  subjected  to  inspection  subsequent  to  de- 
livery at  the  place  of  use,  prior  to  and  during  laying,  in  order  to  cull  out  and  reject 
upon  variations  from  the  general  and  dimensions  clauses  and  upon  the  following  grounds: 
All  bricks  which  are  broken  thru,  or  chipped  in  such  manner  that  neither  wearing 
surface  remains  substantially  intact,  or  in  such  manner  that  the  lower  or  bearing 
surface  is  reduced  in  area  by  more  than  one  fifth.     All  bricks  which  are  cracked  to  a 

depth  greater  than inch  on  any  surface,  or  which  are  cracked  on  the  wearing 

surface.  All  bricks  which  are  so  off-size  or  so  misshaped,  bent,  twisted,  or  kfln- 
marked  that  they  will  not  form,  a  proper  surface  or  align  properly  with  other  bricks. 
All  bricks  which  are  obviously  too  soft  and  too  poorly  vitrified  to  endure  street  wear.*' 

The  Am.  Soc.  Test.  Mat.  standard  specifications  for  paving  brick  adopted 
in  1916,  are  as  follows: 

"The  quality  and  acceptability  of  paving  brick,  in  the  absence  of  other  special 
testa  mutually  agreed  upon  in  advance  by  the  seller  on  the  one  side  and  the  buyer  on 
the  other  side,  shall  be  determined  by  the  following  procedure: 

1.  The  Rattler  Test,  for  the  purpose  of  determining  whether  the  material  as  a  whole 
possesses  to  a  sufficient  degree  strength,  toughness  and  hardness. 

2.  Visual  Inspection,  for  the  purpose  of  determining  whether  the  physical  prop- 
erties of  the  material  as  to  dimensions,  accuracy  and  uniformity  of  shape  and  color, 
are  in  general  satisfactory,  and  for  the  purpose  of  culling  out  from  the  shipment  in- 
dividually imperfect  or  unsatisfactory  brick. 

"The  acceptance  of  paving  brick  as  satisfactorily  meeting  one  of  these  tests,  shall 
not  be  construed  as  in  any  way  waiving  the  other. 
"  The  Selection  of  Samples  for  Test    1.  Place  op  Sampling.    In  general,  where  a 
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>roent  of  bricks  involving  a  quantity  of  less  than  100  000  is  under  consideration,  the 
ipling  may  be  done  either  at  the  brick  factory  prior  to  shipment,  or  on  cars  at  their 
tination  or  on  the  street,  when  delivered  ready  for  use.  When  the  quantity  under 
aideration  exceeds  100  000  the  sampling  shall  be  done  at  the  factory  prior  to  ship- 
it.  Bricks  accepted  as  the  result  of  test  prior  to  shipment,  shall  not  be  liable  to 
sequent  rejection  as  a  whole,  but  are  subject  to  such  culling  as  is  provided  for 
ler  Visual  Inspection. 

1 2.  Method  op  Selecting  Samples.  In  general,  the  buyer  shall  select  his  own 
lples  from  the  material  which  the  seller  proposes  to  furnish.    The  seller  shall  have 

right  to  be  present  during  the  selection  of  a  sample.  The  sampler  shall  endeavor, 
the  best  of  his  judgment,  to  select  brick  representing  the  average  of  the  lot.  No 
iplea  shall  include  bricks  which  would  be  rejected  by  visual  inspection,  except, 
t  where  controversy  arises,  whole  tests  may  be  selected  to  determine  the  admissi- 
ty  of  certain  types  or  portions  of  the  lot  having  a  characteristic  appearance  in 
omon.  In  cases,  where  prolonged  controversy  occurs  between  buyer  and  seller  and 
oples  selected  by  each  party  fail  to  show  reasonable  concurrence,  then  both  parties 
Jl  unite  in  the  selection  of  a  disinterested  person  to  select  the  samples,  and  both 
-ties  shall  be  bound  by  the  results  of  samples  thus  selected. 
'8.  Number  op  Samples  pes  Lot.  In  general,  one  sample  of  ten  bricks  shall  be 
ted  for  every  10  000  bricks  contained  in  the  lot  under  consideration;  but  where 
i  total  quantity  exceeds  100  000,  the  number  of  samples  tested  may  be  fewer  than 
»  per  10  000,  provided,  that  they  shall  be  distributed  as  uniformly  as  practicable 
jr  the  entire  lot. 
*  4.  Shipment  op  Samples.    Samples  which  must  be  transported  long  distances 

freight  or  express,  shall  be  carefully  put  up  in  packages  holding  not  more  than 
elvo  bricks  each.  When  more  than  six  bricks  are  shipped  in  one  package,  it  shall 
so  arranged  as  to  carry  two  parallel  rows  of  bricks  side  by  side,  and  these  rows  shall 
separated  by  a  partition.  In  event  of  some  of  the  bricks  being  cracked  or  broken  in 
ixudt,  the  sample  shall  be  disqualified,  if  there  are  not  remaining  ten  sound  undamaged 
icks. 

"6.  Storage  and  Care  op  Samples.  Samples  shall  be  carefully  handled  to  avoid 
Mdcage  or  injury.  They  shall  be  kept  in  the  dry  so  far  as  practicable.  If  wet,  when- 
seived,  or  known  to  have  been  immersed  or  subjected  to  recent  prolonged  wetting, 
ey  shall  be  dried  for  at  least  6  hr  in  a  temperature  of  88°  C  (100°  F)  before  testing. 
u  The  Construction  of  the  Rattler.  6.  General  Design.  The  machine  shall  be  of 
od  mechanical  construction,  self-contained,  and  shall  conform  to  the  following 
tails  of  material  and  dimensions,  and  shall  consist  of  barrel,  frame,  and  driving 
achankm  as  herein  described. 

"7.  The  Barrel.  The  barrel  of  the  machine  shall  be  made  up  of  the  heads,  head- 
ier*, staves  and  stave-liners.  The  heads  may  be  cast  in  one  piece  with  the  trunnions, 
lich  shall  be  2M  in  in  diameter,  and  shall  have  a  bearing  6  in  in  length,  or  they  may 
>  cast  with  heavy  hubs,  which  shall  be  bored  out  for  2  7/u  in  shafts,  and  shall  be  key- 
sted  for  two  keys  each  M  by  H  in  and  spaced  90°  apart.    The  shaft  shall  be  a  snug 

and  when  keyed  shall  be  entirely  free  from  lost  motion.  The  distance  from  the 
d  of  the  shaft  or  trunnion  to  the  inside  face  of  the  head  shall  be  15^  in  in  the  head 
r  the  driving  end  of  the  rattler,  and  11 %  in  for  the  other  head,  and  the  distance 
am  the  face  of  the  hubs  to  the  inside  face  of  the  heads  shall  be  5^8  in.  The  heads 
all  be  not  less  than  H  in  thick,  nor  more  than  H  in  thick.  In  outline,  each  head 
all  be  a  regular  14-eided  polygon  inscribed  in  a  circle  28%  in  in  diameter.  Each 
ad  shall  be  provided  with  flanges  not  less  than  H  in  thick,  and  extending  outward 
4  in  from  the  inside  face  of  the  head  to  afford  a  means  of  fastening  the  staves.  The 
irface  of  the  flanges  of  the  head  shall  be  smooth  and  give  a  true  and  uniform  bearing 
r  the  staves.  To  secure  the  desired  true  and  uniform  bearing  the  surfaces  of  the 
inges  of  the  head  shall  be  either  ground  or  machined.  The  flanges  shall  be  slotted 
i  the  outer  edge,  so  as  to  provide  for  two  X  in  bolts  at  each  end  of  each  stave,  said 
ots  to  be  U/io  in  wide  and  2fi  in,  center  to  center.  Each  slot  shall  be  provided  with  a 
iceai  for  the  bolt  head,  which  shall  act  to  prevent  the  turning  of  the  same.  Between 
ten  two  slots  there  shall  be  a  brace  %  in  thick,  extending  down  the  outward  side  of 
le  head  not  less  than  2  in.  There  shall  be  for  each  head  a  cast-iron  headliner  1  in 
t  thickness  and  conforming  to  the  outline  of  the  head,  but  inscribed  in  a  circle  28  14  in 
t  diameter.    This  headliner  shall  be  fastened  to  the  head  by  seven  %-in  cap-screws 
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thru  the  head  from  the  outside.  Whenever  these  headlinera  become  worn  down 
}j  in  below  their  initial  surface  level  at  any  point  of  their  surface,  they  shall  be  replaced 
with  new  ones.  The  metal  of  these  headlinera  shall  be  hard  machinery  iron  and  shouH 
contain  not  less  than  1%  of  combined  carbon. 

"The  staves  shall  be  made  of  6-in  medium-steel  structural  channels,  27 %£  in  long 
and  weighing  15.6  lb  per  lin  ft.  The  staves  shall  have  two  holes  u/ie  in  in  diameter. 
drilled  in  each  end,  the  center  line  of  the  holes  being  1  in  from  the  end  and  1  £»  is 
either  way  from  the  longitudinal  center  line.  The  spaces  between  the  staves  shall  be 
as  uniform  as  practicable,  but  shall  not  exceed  5/i6 "»•  The  interior  or  flat  side  of  each 
stave  shall  be  protected  by  a  liner  H  in  thick  by  5}^  in  wide  by  19  Jf  in  long.  The 
liner  shall  consist  of  medium-steel  plate,  and  shall  be  riveted  to  the  channel  by  three 
)a-in  rivets,  one  of  which  shall  be  on  the  center  line  both  ways  and  the  other  two  oa 
the  longitudinal  center  line  and  spaced  7  in  from  the  center  each  way.  The  met 
holes  shall  be  countersunk  on  the  face  of  the  liner  and  the  rivets  shall  be  driven  hot 
and  chipped  off  flush  with  the  surface  of  the  liners.  These  liners  shall  be  inspected 
from  time  to  time,  and  if  found  loose  shall  be  at  once  re-riveted.  Any  test  at  the 
expiration  of  which  a  stave-liner  is  found  detached  from  the  stave  or  seriously  out  of 
position,  shall  be  rejected.  When  a  new  rattler,  in  which  a  complete  set  of  new  staves 
is  furnished,  is  first  put  into  operation,  it  shall  be  charged  with  400  lb  of  shot  of  the 
same  sixes,  and  in  the  same  proportions  as  provided  in  Par.  9,  and  shall  then  be  ran  far 
18  000  revolutions  at  the  usual  prescribed  rate  of  speed.  The  shot  shall  then  be 
removed  and  a  standard  shot  charge  inserted,  after  which  the  rattler  may  be  cliaiged 
with  brick  for  a  test.  No  stave  shall  be  used  for  more  than  70  consecutive  testa  witboat 
renewing  its  lining*  Two  of  the  14  staves  shall  be  removed  and  rehned  at  a  time  m 
such  a  way  that  of  each  pair,  one  falls  upon  one  side  of  the  barrel  and  the  other  upon 
the  opposite  side,  and  also  so  that  the  staves  changed  shall  be  consecutive  but  not 
contiguous;  for  example,  1  and  8,  8  and  10,  5  and  12,  7  and  14,  2  and  9,  4  and  11. 
6  and  18,  etc,  to  the  end  that  the  interior  of  the  barrel  at  all  times  shall  present  the 
same  relative  condition  of  repair.  The  changes  in  the  staves  should  be  made  at  the 
time  when  the  shot  charges  are  being  corrected,  and  the  record  must  show  the  number 
of  charges  run  since  the  last  pair  of  new  lined  staves  was  placed  in  position.  The 
staves,  when  bolted  to  the  heads,  shall  form  a  barrel  20  in  long,  inside  mraismimml, 
between  headlinera.  The  liners  of  the  staves  shall  be  so  placed  as  to  drop  but  aims 
the  headlinera.  The  staves  shall  be  bolted  tightly  to  the  heads  by  four  H~«n  bolts,  and 
each  bolt  shall  be  provided  with  a  lock  nut,  and  shall  be  inspected  at  not  less  f request 
intervals  than  every  fifth  test  and  all  nuts  kept  tight.  A  record  shall  be  made  after 
each  inspection  showing  in  what  condition  the  bolts  were  found. 

"8.  Thb  Frame  and  Driving  Mechanism.  The  barrel  shall  be  mounted  on  a  cast- 
iron  frame  of  sufficient  strength  and  rigidity  to  support  it  without  undue  vibtstkn. 
It  shall  rest  on  a  rigid  foundation  with  or  without  the  interposition  of  wooden  plats* 
and  shall  be  fastened  thereto  by  bolts  at  not  less  than  four  points.  It  shall  be  drives 
by  gearing  whose  ratio  of  driver  to  driven  is  not  less  than  one  to  four.  The  coaster 
shaft,  upon  which  the  driving  pinion  is  mounted,  shall  not  be  less  than  lu/ M  in  in  cnasv 
eter,  with  bearing  not  leas  than  6  in  in  length.  If  a  belt  drive  is  used  the  puuey  shall  sot 
be  less  than  18  mm  dianteter  and  €^  mm  face.  A  belt  at  least  6  in  is  width  properly 
adjusted,  to  avoid  unnecessary  slipping,  should  be  used. 

"9.  Tarn  Abrasive  Charge.  The  abrasive  charge  shall  cases*  of  east  irrsi  spheres 
of  two  mam.  When  new,  the  larger  spheres  shall  be  8.75  in  in  rtisr—f»r  and  shal 
weigh  approximately  7.5  lb  tS.40  k*>  each.  Ten  spheres  of  this  sunt  shall  be 
These  shall  be  weighed  separately  after  each  ten  tests,  and  if  the 
sphere  fain  to  7  lb  i3.  ITS  kg*,  it  shall  be  discarded  and  a  i 
however,  that  ail  of  the  large  spheres  shall  not  be 
oses  at  any  single  time,  and  that  so  far  as  possible  the  large 
graduated  series  in  various  stages  of  wear.  When  sew.  the 
1.375  is  is  ammeter  and  shall  weigh  approximately  035  lb  vO.43  tag) 
the  number  of  small  spheres  in  a  charge  shall  sot  f  all  below  245 
collective  weight  of  the  large  and  small  spheres  shaD  be 
No  small  sphere  shall  be  retained  is  use  after  it  has  bees  wors  down  sow  that  H 

a  circular  bole  1.75  is  is  diameter,  druied  is  aa  iroa  place  ^ma  tssckssss*  or 

0.75  lb  v0.&4  kg.  i.     Further,  the  ssssil  span  is  seal  he  lust  Lit,  by 

ever  the  above  phue  or  by 
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• 

pan  thru  or  fall  below  the  specified  weight,  shall  be  replaced  by  new  spheres;  pro- 
vided, further,  that  all  of  the  small  spheres  shall  not  be  rejected  and  replaced  by  new 
ones  at  any  one  time,  and  that  so  far  as  possible  the  small  spheres  shall  compose  a 
graduated  series  in  various  stages  of  wear.  At  any  time,  that  any  sphere  is  found 
to  be  broken  or  defective,  it  shall  at  once  be  replaced.  The  iron  composing  these 
spheres  shall  have  a  chemical  composition  within  the  following  limits:  Combined 
carbon,  not  under  2 .  50% ;  graphitic  carbon,  not  over  0.25%;  silicon,  not  over  1 .  00% ; 
manganese,  not  over  0.50%;  phosphorus,  not  over  0.25%;  sulphur  not  over  0.80%. 
For  each  new  batch  of  spheres  used,  the  chemical  analysis  shall  be  furnished  by  the 
maker  or  be  obtained  by  the  user,  before  introducing  into  the  charge,  and  unless  the 
analysis  meets  the  above  specifications,  the  batch  of  spheres  shall  be  rejected. 

«  The  Operation  of  the  Test.  10.  The  Brick  Charge.  The  number  of  bricks  per 
test,  shall  be  ten  for  all  bricks  of  so-called  block-size,  whose  dimensions  fall  between 
8  and  9  in  in  length,  8  and  S%  in  in  breadth,  and  %%  and  4  #  in  in  thickness.*  No 
brick  should  be  selected  as  part  of  a  regular  test,  that  would  be  rejected  by  any  other 
requirements  of  the  specifications  under  which  the  purchase  is  made. 

"11.  Speed  and  Duration  of  Revolution.  The  rattler  shall  be  rotated  at  a  uni- 
form rate  of  not  less  than  29.5  nor  more  than  30.5  rev  per  min,  and  1800  rev  shall 
constitute  the  test.  A  counting  machine  shall  be  attached  to  the  rattler  for  counting 
the  revolutions.  A  margin,  not  to  exceed  10  rev  will  be  allowed  for  stopping.  Only 
one  start  and  stop  per  test  is  generally  acceptable.  If,  from  accidental  causes,  the 
rattler  is  stopped  and  started  more  than  once  during  a  test,  and  the  loss  exceeds  the 
T^flTjTwnm  permissible  under  the  specifications,  the  test  shall  be  disqualified  and  another 
made. 

"  12.  The  Scales.  The  scales  must  have  a  capacity  of  not  less  than  300  lb,  and 
must  be  sensitive  to  0.5  oz,  and  must  be  tested  by  a  standard  test  weight  at  intervals 
of  not  less  than  every  ten  tests. 

"  13.  The  Results.  The  loss  shall  be  calculated  in  percentage  of  the  initial  weight 
of  the  brick  composing  the  charge.  In  weighing  the  rattled  brick,  any  piece  weighing 
less  than  1  lb  shall  be  rejected. 

"  14.  The  Records.  A  complete  and  continuous  record  shall  be  kept  of  the  operation 
of  all  rattlers  working  under  these  specifications.  This  record  shall  contain  the  follow- 
ing data  concerning  each  test  made:  (1)  The  name  of  the  person,  firm  or  corporation 
furnishing  each  sample  tested.  (2)  The  name  of  the  maker  of  the  brick  represented  in 
each  sample  tested.  (3)  The  name  of  the  street,  or  contract,  which  the  sample  rep- 
resented. (4)  The  brands  or  marks  upon  the  bricks  by  which  they  were  identified. 
(5)  The  number  of  bricks  furnished.  (6)  The  date  on  which  they  were  received  for 
test.  (7)  The  date  on  which  they  were  tested.  (8)  The  drying  treatment  given 
before  testing,  if  any.  (9)  The  length,  breadth  and  thickness  of  the  bricks.  (10)  The 
collective  weight  of  the  ten  large  spherical  shot  used  in  making  the  test  at  the  time  of 
their  last  standardization.  (11)  The  number  and  collective  weight  of  the  small  spher- 
ical shot  used  in  making  the  test,  at  the  time  of  their  last  standardization.  (12)  The 
total  weight  of  the  shot  charge,  after  its  last  standardization.  (13)  Certificate  of  the 
operator  that  he  examined  the  condition  of  the  machine  as  to  staves,  liner,  and  any 
other  parts  affecting  the  barrel,  and  found  them  right  at  the  beginning  of  the  test. 
(14)  Certificate  of  the  operator  of  the  number  of  charges  tested  since  the  last  stand- 
ardization of  shot  charge  and  last  renewals  of  stave- liners.  (16)  The  time  of  the  be- 
ginning and  ending  of  each  test,  and  the  number  of  revolutions  made  by  the  barrel 
during  the  test,  as  shown  by  the  indicator.  (16)  Certificate  of  the  operator  as  to 
number  of  stops  and  starts  made  in  each  test.  (17)  The  initial  collective  weight  of 
the  ten  bricks  composing  the  charge  and  their  collective  weight  after  rattling.  (18)  The 
loss  calculated  in  percentage  of  the  initial  weight  and  the  calculation  itself.  (19) 
The  number  of  broken  bricks  and  remarks  upon  the  portions  which  were  included  in 
the  final  weighing.  (20)  General  remarks  upon  the  test  and  any  irregularities  occur- 
ring in  its  execution.  (21)  The  date  upon  which  the  test  was  made.  (22)  The  location 
of  the  rattler  and  name  of  the  owner,  upon  which  the  test  was  made.     (23)  The  cer- 

♦Where  brick  of  larger  or  smaller  sizes  than  the  dimensions  given  above  for  blocks 
are  to  be  tested,  the  same  number  of  bricks  per  charge  should  be  used,  but  allowance 
for  the  difference  in  size  should  be  made  in  setting  the  limits  for  average  and  maximum 
rattler  loss. 
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tiflcate  of  the  operator,  that  the  test  was  made  under  the  specifications  of  the  Am. 
Soc.  Test.  Mat.,  and  that  the  record  is  a  true  record.  (24)  The  signature  of  the  oper- 
ator or  person  responsible  for  the  test.     (25)  The  serial  number  of  the  test. 

"In  the  event  of  more  than  one  copy  of  the  record  of  any  test  being  required,  they 
may  be  furnished  on  separate  sheets,  and  marked  duplicates,  but  the  original  record 
shall  always  be  preserved  intact  and  complete.  For  the  convenience  of  the  public; 
the  accompanying  blank  form,  which  provides  space  for  the  necessary  data,  is  furnished 
and  its  use  recommended. 


Report  of  Standard  Rattler  Test  of  Paving  Brick 


Identification  Data 

Name  of  the  firm  furnishing  sample 

Name  of  the  firm  manufacturing  sample 

Street  or  job  which  sample  represents. 

Brands  or  marks  on  the  brick 

Quantity  furnished Drying  Treatment. . 

Date  received Date  tested 

Length Breadth Thickn 

Standardization  Data 


Serial  No. 


Weight  of 
Charge  (After 
Standardiza- 
tion) 


10  Large 

spheres . . . 
Small  spheres 
Total 


Condition  of 

'Lock  Nuts 

on  Staves 


Condition 

of 

Scales 


Number  and 

Position  of  Fresh 

Stave-Liners 


Repairs.     (Note  any 

repairs  affecting  the 

condition  of  the 

barrel) 


Number  of  charges  tested  since  last  inspection 

Running  Data 


Time  Readings 

Revolution 
Counter 
Readings 

Running 
Notes* 

1 

Hours     1    Minutes 

I 

Seconds 

Stops, 
etc 

Beginning  of  Test. . . . 
Final  Reading 

Weights  and  Calculations 


Initial  Weight  of  Ten  Bricks 

Final  Weight  of  Same 

Loss  of  Weight 


Percentage  Loss 

(Note:  The  Calculation  Must 

Appear) 


Number  of  broken  bricks  and  remarks  on  same 

I  certify  that  the  foregoing  test  was  made  under  the  specifications  of  the  Americao 
Society  for  Testing  Materials,  and  is  a  true  record. 

(Signature  of  Tester) 

Date Location  of  Laboratory 

"Acceptance  and  Rejection  of  Material.    15.  Basis  op  Acceptance  or  Rejection. 
n~  vmg  bricks  shall  not  be  judged  for  acceptance  or  rejection  by  the  results  of  individual 
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torts,  but  by  the  avenge  of  not  less  than  fire  tests.  Where  s  lot  of  bricks  fail  to  meet 
the  required  average,  it  shall  be  optional  with  the  buyer,  whether  the  bricks  shall  be 
definitely  rejected  or  whether  they  may  be  regraded  and  a  portion  selected  for  further 
teat  ss  provided  in  Par.  16. 

"  16.  Range  op  Fluctuation.  Some  fluctuation  in  the  results  of  the  rsttler  test, 
both  on  account  of  variations  in  the  bricks  and  in  the  machine  used  in  testing;,  are 
unavoidable,  and  a  reasonable  allowance  for  such  fluctuations  should  be  made,  wherever 
the  standard  may  be  fixed.  In  any  lot  of  paving  brick,  if  the  loss  on  a  test  computed 
upon  its  initial  weight  exceeds  the  standard  loss  by  more  than  2%,  then  the  portion 
of  the  lot  represented  by  that  test  shall  at  once  be  resampled  and  three  more  tests 
executed  upon  it,  and  if  any  of  these  three  testa  shall  again  exceed  by  more  than  2% 
the  required  standard,  then  that  portion  of  the  lot  shall  be  rejected.  If  in  any  lot  of 
brick,  two  or  more  tests  exceed  the  permissible  maximum,  then  the  buyer  may  at  his 
option  reject  the  entire  lot,  even  tho  the  average  of  all  the  tests  executed  may  be 
within  the  required  limits. 

"  17.  Fixing  op  Standards.  The  percentage  of  loss  which  may  be  taken  as  the 
standard,  will  not  be  fixed  in  these  specifications,  and  shall  remain  within  the  province 
of  the  contracting  parties.  For  the  information  of  the  public,  the  following  scale  of 
average  losses  is  given,  representing  what  may  be  expected  of  tests  executed  under 
the  foregoing  specifications: 


For  bricks  suitable  for  heavy  traffic . . 
For  bricks  suitable  for  medium  traffic. 
For  bricks  suitable  for  light  traffic 


General 

Average  Loss 

Percent 


22 
24 
26 


Maximum 
Permissible 
Percent 


24 

26 
28 


Which  of  these  grades  should  be  specified  in  any  given  district  and  for  any  given 
purpose  is  a  matter  wholly  within  the  province  of  the  buyer,*and  should  be  governed 
by  the  kind  and  amount  of  traffic  to  be  carried,  and  the  quality  of  paving  bricks 
available. 

"18.  Culling  and  Retesting.  Where,  under  Pars.  15  and  16,  a  lot  or  portion  of 
a  lot  of  bricks  is  rejected,  either  by  reason  of  failure  to  show  a  low  enough  average 
test  or  because  of  tests  above  the  permissible  maximum,  the  buyer  may  at  his  option 
permit  the  seller  to  regrade  the  rejected  brick,  separating  out  that  portion,  which  he 
considers  at  fault  and  retaining  that  which  he  considers  good.  When  the  regrading 
is  complete,  the  good  portion  shall  be  then  resampled  and  reteeted,  under  the  original 
conditions,  and  if  it  fails  again  either  in  average  or  in  permissible  maximum,  then 
the  buyer  may  definitely  and  finally  reject  the  entire  lot  or  portion  under  test. 

"  19.  Payment  op  Cost  op  Testing.  Unless  otherwise  specified,  the  cost  of  testing 
the  material  as  delivered  or  prepared  for  delivery,  up  to  the  prescribed  number  of 
tests  for  valid  acceptance  or  rejection  of  the  lot,  shall  be  paid  by  the  buyer.  See  also 
Par.  28.  The  cost  of  testing  extra  samples  made  necessary  by  the  failure  of  the 
whole  lot  or  any  portion  of  it,  shall  be  paid  by  the  seller,  whether  the  material  is  finally 
accepted  or  rejected. 

"  Visual  Inspection.  It  shall  be  the  right  of  the  buyer  to  inspect  the  bricks,  sub- 
sequent to  their  delivery  at  the  place  of  use,  and  prior  to  or  during  laying,  to  cull  out 
and  reject  upon  the  following  grounds: 

"20.  All  bricks  which  are  broken  in  two  or  chipped  in  such  a  manner  that  neither 
wearing  surface  remains  substantially  intact,  or  that  the  lower  or  bearing  surface  is 
reduced  in  area  by  more  than  1/5.  Where  bricks  are  rejected  upon  this  ground,  it 
shall  be  the  duty  of  the  purchaser  to  use  them  so  far  as  practicable  in  obtaining  the 
necessary  half-bricks  for  breaking  courses  and  making  closures,  instead  of  breaking 
otherwise  whole  and  sound  bricks  for  this  purpose. 

"21.  All  bricks  which  are  cracked  in  such  a  degree  as  to  produce  defects  such  as 
are  defined  in  Par.  20,  either  from  shocks  received  in  shipment  and  handling,  or  from 
defective  conditions  of  manufacture,  especially  in  drying,  burning  or  cooling,  unless 


1122 


Brick  Pavements 


Sect.  20 


such  cracks  are  plainly  superficial  and  not  such  as  to  perceptibly  weaken  the 
of  the  brick  to  its  conditions  of  use. 

"22.  All  bricks  which  are  so  off-size,  or  so  misshapen,  bent,  twisted  or  loin-marked, 
that  they  will  not  form  a  proper  surface  as  defined  by  the  paving  specifications,  or 
align  with  other  bricks  without  making  joints  other  than  those  permitted  in  the  paving 
specifications. 

"23.  All  bricks  which  are  obviously  too  soft  and  too  poorly  vitrified  to  endure  street 
wear.  When  any  disagreement  arises  between  buyer  and  seller  under  this  item,  it 
shall  be  the  right  of  the  buyer  to  make  two  or  more  rattler  tests  of  the  brick  which 
he  wishes  to  exclude,  as  provided  in  Par.  2,  and  if  in  either  or  both  tests,  the  bricks 
fall  beyond  the  maximum  rattler  losses  permitted  under  the  specifications,  then  all 
bricks  having  the  same  objectionable  appearance  may  be  excluded,  and  the  seller  shall 
pay  for  the  cost  of  the  test.  But  if  under  such  procedure,  the  bricks  which  have  been 
tested  as  objectionable,  shall  pass  the  rattler  tost,  both  tests  falling  within  the  per- 
mitted maximum,  then  the  buyer  cannot  exclude  the  class  of  material  represented  by 
this  test  and  he  shall  pay  for  the  cost  of  the  test. 

"24.  All  bricks  which  differ  so  markedly  in  color  from  the  type  or  average  of  the 
shipment,  as  to  make  the  resultant  pavement  checkered  or  disagreeably  mottled  in 
appearance.  This  Section  shall  not  be  held  to  apply  to  the  normal  variations  in  color 
which  may  occur  in  the  product  of  one  plant  among  bricks  which  will  meet  the  rattler 
test  as  referred  to  in  Pars.  16,  16  and  17,  but  shall  apply  only  to  differences  of  color 
which  imply  differences  in  the  material  of  which  the  bricks  are  made,  or  extreme 
differences  in  manufacture." 

10.    Cost  Data  on  Brick 

Table  IV. — Production  and  Cost  of  Paving  Brick  in  the  United  States 

From  Mineral  Resources  of  the  United  States,  1915 


Year 

Quantity 

Value 

Average 
Price  per 
Thousand 

1895 

381  591  000 
320  407  000 
"485  851  000 
474  419  000 
580  751  000 
546  679  000 
605  077  000 
617  192  000 
654  499  000 
735  489  000 
665  879  000 
751  974  000 
876  245  000 
978  122  000 
1  023  654  000 
968  000  000 
948  758  000 
911  869  000 
968  680  000 
931  824  000 
953  335  000 

$3  180  472 

2  794  685 

3  682  037 

4  016  822 
4  750  424 

4  764  124 

5  484  134 

5  744  630 

6  463  849 

7  657  425 

6  703  710 

7  867  768 
9  654  282 

10  657  475 

11  269  686 
11  004  666 

11  115  742 
10  921  675 

12  138  221 
12  600  866 
12  230  899 

$8.20 

1896 

8.72 

1897 

8.22 

1898 

8.47 

1899 

8.18 

1900 

8.71 

1901 

9.06 

1902 

9.31 

1903 

9.86 

1904 

10.28 

1905 

10.07 

1906 

10.45 

1907 

11.02 

1908 

10.90 

1909 

11.01 

1910 

11.37 

1911 

11.72 

1912 

11.98 

1918 

12.66 

1914 

13.42 

1915 

12.83 

CONSTRUCTION 

11.    Cushions 

A  cushion  between  the  paving  brick  and  the  artificial  foundation,  unless 

the  latter  is  of  the  proper  quality  of  sand,  has  been  considered  necessary 

'-vo  reasons:     First,  to  offset  and  eliminate  the  unavoidable  inequalities 

evennesses  in  the  surface  of  the  artificial  or  natural  foundation;  and 
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/second,  in  order  to  give  a  uniform  bearing  and  cushioning  to,  and  to  com- 
pensate for  the  inevitable  inequalities  in  height  of,  the  individual  brick. 
Also  it  has  been  contended  that  there  was  a  desirability  for  the  interposi- 
tion of  a  somewhat  resilient  layer  between  the  rigid  brick  wearing  surface 
and  its  equally  rigid  foundation,  in  order  that  a  resiliency  in  the  whole 
result  might  be  secured  to  some  extent  at  least,  as  well  as  to  decrease  the 
resonance  and  noise.  All  are  not  in  agreement  on  these  points  and  the 
effectiveness  of  the  sand  cushion. 

Mortar  Beds  on  top  of  the  artificial  foundation  are  a  relatively  new 
development  in  brick  paving  work,  tho  they  have  been  used  for  wood  blocks 
for  many  years,  especially  in  Europe.  In  1006,  Baltimore  laid  a  vitrified 
brick  pavement  on  Lexington  St.  between  Calvert  and  Charles  3ts.t  using 
a  3^-in  layer  of  one  part  cement  mixed  with  three  parts  sand,  and  since 
that  time  has  laid  several  other  streets  with  brick  on  a  similar  bed,  altho 
the  proportion  of  sand  has  been  increased  in  some  cases  to  five.  In  1910, 
the  roadways  in  the  Penn.  R.  R.  Terminal  in  New  York  City  were  similarly 
built  with  a  mortar  bed  for  the  brick.  Both  the  instances  cited  now  show 
entirely  satisfactory  results  from  the  use  of  the  mortar  bed.  It  is  true 
that  in  each  case,  traffic  conditions  are  peculiar.  The  7%  grade  and  the 
local  police  regulation  making  it  a  one-way  street,  limit  the  traffic  on  Lexing- 
ton St.,  Baltimore,  and  the  traffic  on  the  Penn.  R.  R.  Terminal  roadways 
is  preponderatingly  that  of  rubber  tired  motor  vehicles.  Altho  many 
other  instances  of  the  more  recent  use  of  mortar  beds  for  brick  pavements 
may  be  found,  definite  conclusions  have  not  been  drawn  as  yet.  The  use 
of  mortar  beds  in  substitution  for  a  sand  or  other  cushion  may  prove  to 
be  highly  advantageous  for  many  reasons,  such  as  the  elimination  of  hollow 
sounds  or  roaring  in  brick  pavements,  the  successful  correction  of  the 
tendency  of  a  sand  cushion  to  shift  its  place,  greater  ease  and  rapidity  in 
construction,  no  increase  and  perhaps  even  a  decrease  in  cost,  and  the 
result  of  an  even  more  highly  resistant  surfacing.  On  the  other  hand,  this 
substitution  may  result  in  increased  resonance,  increased  rigidity  and 
brittleness  of  surfacing,  and  increase  in  the  effects  of  expansion  and  con- 
traction. Cracking  of  the  foundation  may  become  apparent  in  the  pave- 
ment when  otherwise  it  would  not  be  transmitted  to  the  surfacing.  See 
(15).  (19),  (22c),  (30b),  (31a),  (32a),  (32b),  (35a),  (35b),  (43),  (46),  (47b), 
(49a),  (49b),  (52a)  and  (56). 

With  Sand  Cushions,  such  as  have  been  usually  provided  for  brick 
pavements,  the  thickness  for  the  cushion  recommended  by  the  National 
Paving  Brick  Manufacturers'  Assn.  is  1>£  in  after  compaction.  Some 
engineers  reduce  this  figure  going  as  low  as  1  in,  but  unless  the  surface, of 
the  foundation  is  extremely  and  unusually  even,  a  1-in  sand  cushion  is 
likely  to  prove  unsatisfactory.  While  1  in  of  sand  will  probably  provide  suffi- 
cient cushioning  effect  for  the  brick,  less  than  1  in  will  not  do  so.  A  1-in 
cushion  being  specified  and  attempted,  it  is  almost  impossible  to  prevent 
the  cushion  having  a  thickness  of  less  than  1  in  at  certain  points,  which 
points  later  prove  foci  of  failure  in  the  pavement  surface. 

It  has  been  found,  upon  inspection,  that  under  the  peculiar  conditions  of 
some  cases,  a  shifting  of  the  sand  cushion  under  the  brick  has  taken  place, 
and  the  brick  have  been  in  these  cases  left  unsupported  or  unevenly  sup- 
ported in  areas  of  the  pavement.  The  thicker  the  cushion  originally 
provided,  the  greater  the  probabilities  of  such  possible  shifting  of  the 
cushion,  hence  the  maximum  limit  of  2  in.  More  than  2  in  cannot  t>' 
properly  compacted.     The  shifting  of  the  sand  cushion  is  considered  r 
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sponsible  for  the  objectionable  hollow  sound  or  resonance  of  some  hrick 
pavements. 

A  great  deal  of  care,  more  than  is  usually  displayed  in  the  work  of  pro- 
viding this  cushion,  is  desirable.  It  should  be  of  the  greatest  possible 
uniformity  both  as  to  composition  and  thickness.  The  sand  should  be 
free  from  pebbles  and  sufficiently  free  from  loam  or  earthy  matter  to 
prevent  its  caking.  See  (20).  It  must  be  evenly  spread  and  thoroly  and 
evenly  compacted.  It  cannot  be  spread  properly  if  wet,  and  it  cannot  be 
evenly  compacted  if  spread  from  dumped  piles  whose  tops  have  been  merely 
knocked  off.  A  thoro  raking  of  the  cushion  after  spreading  is  desirable  in 
order  to  secure  an  even  distribution  of  the  sand,  and  rolling  is  necessary  to 
insure  proper  compaction.  A  template  properly  made  and  operated  is  then 
necessary  for  truing  the  surface  of  the  cushion  and  securing  the  desirable 
evenness  to  it.  Uniformity  of  thickness  of  the  cushion  is  largely  dependent 
upon  the  evenness  of  the  surface  of  the  foundation.  The  escape  of  the  sand 
cushion  into  the  joints  of  the  artificial  foundation  along  rails  should  be 
made  impossible. 

Sand  Mixed  with  Bituminous  Material  is  much  more  resilient  than  the 
sand  alone.  The  use  of  this  mixture  may  avoid  some  of  the  difficulties 
with  sand  cushions,  and  the  thickness  of  the  cushion  might  be  cut  down 
without  loss  of  cushioning  effect.  Such  a  cushion  would  also  be  probably 
less  likely  to  respond  to  shifting  influence. 

Sawdust  Mixed  with  Bituminous  Cement  will  form  an  elastic  cushion,  and  one 
perhaps  less  expensive  in  certain  localities  than  a  sand  mixture.  The  thickness  neces- 
sary for  cushioning  effect  in  this  case  might  be  still  further  reduced.  The  bituminous 
cement  might  be  expected  to  prevent  the  decay  of  the  sawdust,  and,  if  of  proper 
quality  and  mixed  in  proper  proportions,  the  resistance  of  the  cushion  to  shifting 
influences  would  probably  be  at  least  normal. 

Pibered-Asphalt  Pavement  might  be  used  advantageously.  Fibered-asphalt  is  a 
mixture  of  asphalt  cement  and  wood  fiber  obtained  as  a  by-product  in  the  extraction 
of  sap  products  from  trees,  the  wood  fibers  in  the  process  being  of  considerably  greater 
length  than  the  particles  of  sawdust. 

The  Cushion  Should  Always  be  Well  Rolled.  After  spreading,  to  a 
slight  excess  in  thickness,  the  sand  and  thoroly  raking  it,  so  as  to  secure 
an  even  disposition  of  it,  a  roller  weighing  from  300  to  400  lb  should  be 
drawn  by  hand  both  longitudinally  and  laterally  or  diagonally  over  the 
sand  cushion.  Any  depressions  resulting  should  be  filled  with  more  sand 
and  the  rolling  resumed  and  continued  until  the  utmost  compaction  of  the 
sand  is  evenly  secured.  The  surface  of  the  sand  should  then  be  found 
to  be  slightly  higher  than  the  elevations  desired  for  it,  and  it  should  be 
brought  evenly  to  the  proper  height  by  striking  off  the  surface  with  a 
template. 

Specifications  for  Cushion  Materials  adopted  at  the  First  Conference, 
1917,  State  Highway  Engineers  and  Chemists,  are  as  follows: 

"  The  Sand  shall  pass  a inch  laboratory  screen,  and  less  than percent  shall 

pass  a  20-mesh  sieve.  The  material  removed  by  the  elutriation  test,  consisting  chiefly 
of  clay  and  loam,  shall  not  exceed percent  by  weight. 

"  The  Granulated  Slag  shall  consist  of  clean,  sharp,  gritty  particles  of  water-cooled 
(insert  types  allowable)  slag,  all  of  which  shall  pass  a inch  laboratory  screen/' 

12.    Laying  and  Rolling  the  Brick 

The  usual  practice  is  to  lay  the  brick  in  courses  at  right  angles  with 

the  axis  of  the  street  and  on  edge,  bo  that  the  individual  brick  present  to 

one  of  the  two  faces  about  3)4  by  83^.     Exceptions  to  this  practice 
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are  sometimes  met  with  at  intersections  where  the  courses  in  each  quarter 
of  the  intersection  are  laid  parallel  to  a  diagonal  thru  the  intersection 
with  the  idea  of  giving  a  better  foothold  to  animals  turning  the  corner 
or  crossing  the  pavement.  It  has  been  suggested  that  no  real  necessity 
exists,  when  the  pavement  is  properly  grouted  with  cement  mortar,  for 
courses  across  the  roadway  and  that  the  avoidance  of  gores  in  the  surface 
of  curved  roadways  may  be  had  by  laying  the  brick  lengthwise.  This  has 
been  successfully  done  in  some  cases.  One  of  the  difficulties  in  laying  a 
brick  pavement  arises  from  the  desirability  of  keeping  the  courses  reason- 
ably straight,  for  appearance's  sake,  and  the  joints  between  the  courses 
and  between  the  individual  brick  uniform,  so  as  to  permit  evenness  in 
their  filling.  The  usual  variation  from  the  straight  line  allowable  in  the 
courses  is  within  2  in,  for  the  attainment  of  its  appearance,  but  it  is  not 
desirable  to  have  the  brick  more  tightly  jammed  together  at  some  points 
than  at  others.  Too  wide  a  joint  is  obviously  undesirable  and  too  narrow 
a  one  is  equally  so  because  of  the  difficulties  of  properly  filling  excessively 
narrow  joints.  Different  devices  have  been  adopted  for  keeping  the  bricks 
at  a  certain  distance  from  each  other  in  the  shape  of  letters  or  raised  pro- 
jections on  the  brick.  The  more  recent  device  of  lugs  seems  to  give  the 
best  results  and  to  provide  for  a  proper  width  of  joint. 

Inspection  of  Brick  During  Laying.  As  brick  samples  to  be  tested  are 
usually  taken  in  the  proportion  of  one  sample  for  each  1000  brick  in  the 
shipment,  it  is  evident  that  there  is  a  considerable  opportunity  for  in- 
dividual brick  of  varying  quality  passing  the  tests.  The  presence  of  such 
brick  in  the  pavement  may  result  in  uneven  wear  and  the  production  of 
serious  holes  in  the  surface.  It  is  frequently  the  practice,  after  the  brick 
have  been  laid  in  the  pavement,  but  before  they  are  grouted,  to  sprinkle 
the  pavement  with  water.  The  eye  is  then  able  to  note  quickly  any  great 
variation  in  the  imperviousness  of  the  individual  brick,  and  the  removal 
and  replacement  of  these  can  quickly  and  readily  be  made.  A  very  common 
practice  under  recent  specifications  consists  of  inspecting  the  brick  after 
laying,  but  before  filling  the  joints,  and  turning  over,  with  the  aid  of  a 
pair  of  tongs,  those  brick  which  have  been  placed  in  the  pavement  with  an 
objectionable  face  up.  This  is  bad  practice,  because  the  sand  cushion  is 
disturbed  in  the  process.  The  best  practice  is  to  place  the  brick  for  the 
pavers  so  that  they  will  invariably  lay  the  brick  with  its  best  face  up. 

Bricks  Laid  on  the  Flat  Side.  A  recent  experiment  has  been  made  in  a 
number  of  instances  by  laying  the  brick  on  their  flat  or  larger  side,  and  in 
courses  as  above.  This  departure  gives  the  advantage  of  requiring  slightly 
less  brick  per  square  yard  than  where  they  are  laid  on  edge,  tho  it  reduces 
the  resistance  of  the  pavement  to  sustaining  heavy  loads,  and  there  is 
more  liability  of  the  brick  becoming  cross-broken  thru  the  reduction  in 
depth.  There  seems  to  be  no  good  reason  why  the  practice  of  laying  the 
brick  on  their  flat  sides  should  not  be  followed  where  the  loads  coming  on 
the  pavement  are  only  moderately  heavy  and  where  a  proper  foundation 
and  cushion  have  been  provided.  The  reduction  in  first  cost  per  square 
yard  by  laying  the  brick  flatwise  would  average  between  5  and  10  cents 
per  sq  yd.  Where  the  traffic  is  expected  to  be  light,  the  laying  of  the  brick 
flatwise  may  have  another  advantage,  if  a  natural  foundation  of  suitable 
sand  is  expected  to  be  sufficient,  in  that  the  greater  bearing  area  of  the 
brick  laid  flatwise  should  reduce  a  tendency  of  the  individual  brick  laid 
edgewise  to  become  driven  down  under  traffic.  See  (17),  (30a),  (30e), 
(54a)  and  (57). 
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The  Brick  Should  be  Rolled  subsequent  to  laying  and  after  the  surface 
of  the  partly  completed  pavement  has  been  swept  clean,  inspected  for  de- 
fects and  the  latter  corrected.  Disturbance  of  the  brick  after  rolling  should 
be  avoided  just  as  far  as  possible.  The  roller  for  the  brick  should  be  one 
that  can  be  easily  and  rapidly  managed  and  should  weigh  between  4  and 
5  tons.  In  order  to  offset  any  tendency  of  the  brick  to  careen  under  the 
roller,  the  number  of  forward  trips  of  the  latter  over  any  part  of  the  pave- 
ment should  be  equalled  by  the  number  of  backward  trips  over  the  same 
part.  The  rolling  should  proceed  beginning  at  each  edge  of  the  pavement 
along  the  curb  and  working  toward  the  center  of  the  roadway;  then  cross 
rolling  at  angles  of  about  45°  each  way  from  the  center  line;  again  rolling 
lengthwise  and  again  cross  rolling  as  before,  continuing  this  process  until 
the  brick  are  firmly  fixed  in  the  cushion,  the  surface  of  the  pavement  even 
at  the  elevations  intended  and  any  inequalities  of  the  cushion  or  in  the 
height  of  the  brick  ironed  out  and  the  cushion  more  or  less  pushed  up  into 
the  joints  between  the  brick.  This  condition  is  always  found  in  the  case 
of  properly  rolled  brick  pavements,  the  rising  of  the  cushion  into  the  joints 
being  somewhat  uneven,  in  an  amount  varying  from  H  to  1  in  according 
to  the  conditions.  Rolling  with  a  horse  roller  or  too  heavy  a  steam  rolkr 
can  but  result  unsuccessfully,  as  under  such  rollers,  the  brick  will  invariably 
creep  under  the  horizontal  strains.  Again,  such  rollers  cause  the  brick 
to  tilt  as  they  are  passed  over  and  become  displaced  to  an  extent  that  the 
surface  of  the  pavement  becomes  rougher  the  more  it  is  rolled.  Further, 
under  excessive  weights  of  roller,  the  brick  are  so  pushed  down  that  they 
rebound  when  the  weight  passes  off  and  compaction  to  the  desired  degree 
is  never  secured. 

After  the  brick  are  properly  rolled  and  fixed,  those  that  have  broken 
under  the  roller  should  be  removed  and  replaced,  the  new  brick  being 
carefully  tamped  into  place.  In  places  where  the  use  of  the  roller  is  im- 
practicable, such  as  around  manholes  or  close  to  the  curbs,  the  brick  should 
be  brought  to  a  true  surface  and  made  firm  by  means  of  ramming.  For 
this  purpose,  a  rammer  should  weigh  from  80  to  100  lb  and  its  blows  should 
not  fall  directly  upon  the  brick  but  should  be  transmitted  thru  a  board 
laid  on  their  surface. 

13.  Joint  Filling 

The  Filler  Recommended  by  the  National  Paving  Brick  Manufacturers' 
Assn.  is  Cement  Grout,  except  for  expansion  joints.  The  cement  filler 
when  properly  applied  unquestionably  gives  additional  strength  to  the 
pavement  by  uniting  the  individual  brick  together  into  a  strongly  coherent 
mass,  and  thus  enabling  the  distribution  of  the  strains  over  a  larger  area. 
It  gives  better  protection  to  the  edges  of  the  individual  brick  and  against 
their  tendency  to  spall  at  the  edges  under  blows.  It  aids  toward  uniformity 
of  wear  and  results  in  a  smoother  surface  for  the  pavement.  Its  disabV 
vantages  are  the  mechanical  difficulties  of  properly  applying  a  cement 
filler  and  of  having  this  sort  of  filling  sufficiently  uniform  thruout  the  paved 
area.  The  cement  filler  is  rigid  and  increases,  rather  than  decreases,  the 
rigidity  of  the  pavement  and  the  effects  of  expansion  and  contraction. 
<>n  steep  grades,  the  cement  grouted  brick  pavement  may  be  objecUouahry 
slippery.  especially  in  certain  kinds  of  weather.  It  is  objected  to  frequently 
as  producing  a  more  noisy  pavement  than  a  bituminous  filler,  but  this 
complaint  is  disputed  (see  Art.  2>.  

The  Relative  Strength  of  Cement  Grout  Fillers  made  with  different 
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proportions  of  cement  and  sand  is  indicated  by  some  tests  made  in  con- 
nection with  some  brick  pavement  work  in  King  County,  Wash. 

Allen  (11)  states  that  these  tests  were  made  "of  sections  of  brick  pavement  con- 
structed as  beams  12  in  wide  and  spanning  42  in  between  supports,  chiefly  to  study 
the  efficiency  of  cement  joints  mixed  1  :  1, 1  :  1}$,  and  1:2.  In  making  these  beams, 
the  methods  of  laying  and  of  mixing  and  brushing  in  grout  commonly  used  in  county 
work  were  those  employed.  Each  beam  was  tested  on  a  42  in  span,  center  to  center, 
and  the  load  applied  at  the  center  of  the  span.  The  beams  were  placed  in  the  testing 
machine  with  the  wearing  surface  up,  on  which  surface  the  load  was  applied.  The 
ends  of  the  beams  rested  on  rocker  supports,  and  plaster  of  Paris  was  used  to  secure 
an  even  bearing  at  all  contact  points.  A  deflectometer  was  used  to  record  the  amount 
of  deflection  in  the  beam  at  the  instant  of  failure.  With  the  1  :  1  grout  the  plane 
of  failure  cut  right  across  one  brick  and  for  the  rest  of  the  way  was  thru  the  bond. 
In  one  instance  a  rag  was  sheared  off.  With  the  1  :  1H  grout  the  failure  in  one  case 
was  across  two  brick  and  the  rest  of  the  way  thru  the  bond.  In  the  second  case  the 
failure  was  thru  the  bond  all  of  the  way.  With  the  1  :  2  grout  the  failure  was  entirely 
thru  the  bond  in  each  instance.  In  no  instance  was  the  failure  thru  the  grout;  it  wss 
always  thru  the  bond,  across  the  grout  or  thru  the  brick.  The  results  of  these  beam 
tests  are  given  in  Table  V: 

Table  V 


Beam  No. 

Dimensions 
Beams 

1  OP 

Deflec- 
tion at 

Max. 

Load 
Ins 

Maxi- 
mum 
Load 
Pounds 

Modulus 
of  Rup- 
ture, Id 
per 
sqin 

Cement 

Sand 
Mixture 

^ 

Number 

of 
Bricks 
Rup- 
tured 

Hgt. 
Ins 

Width 
Ins 

S£T 

1 

4 
4 
4 

•  • 

4 

4 

•  • 

4 

4 

•  • 

12 
12 

12 

■  • 

12 
12 

12 
12 

•  • 

42 
42 
42 

•  • 

42 
42 

42 
42 

•  • 

0.037 
0.038 
0.048 
0.039 
0.026 
0.020 
0.023 
0.080 
0.084 
0.082 

8290 
3000 
3016 

2800 
2616 

•  •  •  ■ 

2410 
2860 

•  •  •  • 

1080 
984 
989 

1018 
918 
867 
887 
790 
771 
780 

1:1 
1:1 
1:1 

l'.lH 

1:2 
1:2 

1 

2 

1 

8 

1 

Average .... 
4 

•  • 

None 

6 

2 

Average .... 
6 

•  • 

None 

7 

None 

Average. . . . 

•  •  ■  • 

The  Application  of  the  Cement  Filler  is  one  of  the  most  important  features 
of  proper  brick  pavement  construction  and  should  have  the  utmost  care. 
The  cement  filler  should  be  mechanically  mixed  and  mechanically  applied, 
if  possible.  While  in  the  application  of  the  cement  filler,  usually  more 
incorrect  and  varied  means  or  methods  are  resorted  to  than  in  any  other 
portion  of  the  work,  the  proper  method  is  a  simple  one  and  easily  followed. 
Clean  sand,  first-class  Portland  cement  and  a  proper  proportion  of  water 
are  necessary.  Too  much  water  is  as  objectionable  as  too  little,  owing  to 
the  greater  tendency  toward  segregation  of  the  sand  and  cement  when 
water  is  used  in  excess.  Too  little  water  does  not  provide  the  fluidity 
necessary  for  the  mixture  to  properly  enter  the  joints.  A  good  method 
for  applying  the  cement  filler  to  brick  pavements,  which  method  has  been 
developed  thru  practical  work,  has  been  carefully  described  in  the  publi- 
cations of  the  National  Paving  Brick  Manufacturers'  Assn.  as  follows: 

"The  sand  should  be  dry.  The  mixture,  not  exceeding  1  /3  bu  of  the  sand,  together 
with  a  like  amount  of  cement,  shall  be  placed  in  the  box  and  mixed  dry,  until  the 
mass  assumes  an  even  and  unbroken  shade  of  color.  Then  water  shall  be  added  to 
form  a  liquid  mixture  of  the  consistency  of  thin  cream.  From  the  time  the  water  is 
applied  until  the  last  drop  is  removed  and  floated  into  the  joints  of  the  brick  pavement, 
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the  mixture  must  be  kept  in  constant  motion.  The  mixture  shell  be  removed  from 
the  box  to  the  street  surface  with  a  scoop  shovel,  all  the  while  being  stirred  in  the 
box  as  the  same  is  beinc  thus  emptied.  The  box  for  this  purpose  shall  be  3  H  to  4  ft 
long,  27  to  30  in  wide,  and  14  in  deep,  resting  on  legs  of  different  lengths,  so  that  the 
mixture  will  readily  flow  to  the  lower  corner  of  the  box,  which  should  be  from  8  to 
10  in  above  the  pavement.  This  mixture,  from  the  moment  it  touches  the  brick, 
shall  be  thoroly  swept  into  the  joints.  Two  such  boxes  shall  be  provided  in  case  the 
street  is  20  ft  or  leas  in  width;  exceeding  20  ft  in  width,  three  boxes  should  be  used. 

"The  work  of  filling  should  thus  be  carried  forward  in  line  until  an  advance  of  IS  to 
20  yd  has  been  made,  when  the  same  force  and  appliances  shall  be  turned  back  and 
cover  the  same  space  in  like  manner,  except  to  make  the  proportions  %  Portland  cement, 
and  H  -sand.  To  avoid  the  possibility  of  the  thickening  at  any  point,  there  should 
be  a  man  with  a  sprinkling  can,  the  head  perforated  with  small  holes,  sprinkling  gently 
the  surface  ahead  of  the  sweeper.  Within  H  to  X  hr  after  this  last  coat  is  applied, 
and  the  grout  between  the  joints  has  fully  subsided  and  the  initial  set  is  taking  place, 
the  whole  surface  must  be  slightly  sprinkled  and  all  surplus  mixture  left  on  the  tops 
of  the  brick  swept  into  the  joints,  bringing  them  up  flush  and  full.  After  the  joints 
are  thus  filled  flush  with  the  top  of  the  brick  and  sufficient  time  for  evaporation  or 
initial  hardening  has  taken  place,  so  that  the  coating  of  sand  will  not  absorb  any 
moisture  from  the  cement  mixture,  H  in  of  sand  shall  be  spread  over  the  whole  surface, 
and  in  case  the  work  is  subjected  to  a  hot  summer  sun,  an  occasional  sprinkling  suffi- 
cient to  dampen  the  sand  should  follow  for  2  or  8  days. 

"The  first  application  should  be  thin  in  order  that  it  may  flow  to  the  depth  of  the 
joints  of  the  brick,  thereby  insuring  a  substantial  bond,  and  should  be  kept  in  constant 
motion  while  being  applied,  otherwise  the  sand  will  settle,  leaving  water  and  cement, 
instead  of  water,  sand  and  cement.  The  water  and  cement  would  not  be  objectionable, 
but  the  sand  by  itself  is  wholly  so. 

"It  must  also  be  mixed  in  small  quantities,  as  it  is  next  to  impossible  to  keep  the 
sand  in  suspension  when  more  than  a  common  water  pail  of  each,  sand  and  cement, 
is  used,  and  unless  it  is  deposited  upon  the  pavement  with  the  sand  in  combination 
with  the  solution,  the  cement  and  water  will  get  into  the  lower  portion  of  the  joints 
between  the  bricks,  and  the  sand  without  the  cement  in  the  upper  portion.  It  a 
preferable,  after  the  sand  and  cement  have  been  mixed  dry,  to  apply  sufficient  water 
and  mix  slowly,  first  to  a  good  mortar,  then  add  sufficient  water  to  bring  the  mortar 
to  the  required  consistency.  By  this  method  a  more  thoro  adhesion  of  the  cement 
to  the  sand  can  be  obtained." 

Specifications  for  Grouting  Sand  adopted  at  the  First  Conference,  1917, 
State  Highway  Engineers  and  Chemists  are  as  follows: 

"  The  sand  shall  consist  of  clean,  hard,  durable,  uncoated  particles,  preferably  sili- 
ceous, free  from  lumps  of  clay  and  all  organic  matter. 

"  Grading.  It  shall  be  well  graded  from  coarse  to  fine  and,  when  tested  by  means 
of  laboratory  screens,  shall  meet  the  following  requirements: 

Passing *  mesh  sieve not  less  than **%. 

Passing  100-mesh  sieve not  more  than %. 

Not  more  than %  by  weight  shall  be  removed  by  the  elutriation  test. 

"  Mortar  Strength  Test.  When  the  sand  is  mixed  with  Portland  cement  in  the  pro- 
portions of  1  part  of  cement  to  3  parts  of  sand  by  weight,  according  to  standard  w*eth^Mii 
of  making  1  :  3  mortar  briquets,  the  resulting  mortar  at  the  age  of  7  and  28  days  shall 

have  a  tensile  strength  of  at  least ***percent  of  that  developed  in  the  same  time 

by  mortar  of  the  same  proportions  and  consistency,  made  of  the  same  cement  and 
Ottawa  sand.  Preliminary  acceptance  samples  shall  be  subjected  to  both  7  and  28-day 
tests,  and  acceptance  based  thereupon.  Samples  tested  during  the  progress  of  the 
work  will  be  accepted  on  the  basis  of  the  7-day  test." 

The  Following  Practices  Often  Observed  are  Erroneous  and  should  be 
avoided:     The  filler  is  applied  from  the  mixing  box  with  a  bucket  and 

♦It  is  recommended  that  a  10-mesh  sieve  be  specified. 
♦♦Ninety-five  percent  is  recommended  for  this  purpose. 

^*Tt  is  recommended  that  65  percent  be  the  minimum  allowable  strength  ratio;  and 
localities  where  practicable,  a  higher  strength  ratio  be 
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carried  to  the  point  of  application.  Settlement  of  the  sand  to  the  bottom 
of  the  bucket  invariably  occurs,  as  it  also  does  when  too  great  a'  time  elapses 
between  the  mixing  in  the  box  and  the  turning  of  the  box  or  the  emptying 
of  the  box,  especially  if  the  stirring  is  not  continuous.  Water,  applied 
to  the  dry  mixture  before  the  latter  has  reached  an  even  shade,  interferes 
with  the  proper  adhesion  of  the  particles.  Remedying  an  improper  thick- 
ness of  mixture  by  throwing  it  upon  the  pavement  and  then  adding  more 
water  serves  only  to  float  the  cement  away  from  the  sand.  Applying  the 
mixture  to  the  pavement  faster  than  it  can  be  swept  in  results  in  lack 
of  uniformity  and  dissatisfaction.  If  the  quantity  of  mixture  applied 
requires  a  portion  of  it  to  be  swept  to  a  considerable  distance  in  order  for 
it  to  disappear  in  the  joints,  the  last  that  goes  in  will  be  little  better  than 
pure  sand.  By  the  proper  method,  the  mixture  in  the  box  is  drawn  to  the 
upper  portion  of  the  box  by  two  workmen  with  hoes,  and  with  the  natural 
backward  flow,  the  mixture  is  equally  agitated.  The  lift  of  the  scoop, 
with  the  box  sufficiently  adjacent  to  the  joints  to  be  filled,  will  allow  a 
mixture  in  proper  condition  to  strike  the  surface  of  the  brick  and  to  im- 
mediately enter  the  joints,  thus  more  nearly  insuring  the  filler  in  place  in 
its  proper  proportion  than  by  any  other  method.  By  the  use  of  a  sufficient 
number  of  boxes  and  a  systematized  force  of  workmen,  the  greatest  economy 
to  the  contractor  is  secured  and  the  possibilities  of  the  cement  filler  attained. 

Dampening  the  Brick  ahead  of  the  application  of  the  filler  is  necessary  in 
almost  all  cases  in  order  that  proper  adhesion  of  the  filler  to  the  brick  shall 
be  had.  The  brick  must  be  uniformly  dampened  and  not  excessively 
wetted.  The  use  of  a  hose,  especially  one  throwing  a  stream  of  water, 
is  objectionable  for  this  purpose.  It  may  be  possible  to  use  a  hose  satis- 
factorily if  it  is  supplied  with  a  nozzle  which  will  result  in  a  thin  spray  of 
water  being  thrown  thru  it.  Even  then,  the  use  of  the  hose  tends  to  result 
in  the  application  of  too  much  water.  A  sprinkling  can  with  what  is 
known  as  a  rose  head,  that  is,  a  head  with  many  small  perforations  in  it 
over  the  spout,  and  the  careful  application  of  the  water  by  hand  should 
generally  be  required.     See  (30d). 

Bituminous  Fillers  reduce  the  necessity  of  expansion  joints  in  the  pave- 
ment, and  permit  a  certain  flexibility  in  the  pavement  which  practically 
obliterates  any  cracking  of  the  brick  thru  contraction  or  expansion.  They 
are  usually  applied  with  greater  ease  and  uniformity  than  in  the  case  of  a 
cement  filler.  They  leave  a  surface  to  the  pavement  which  is  less  smooth 
and  consequently  less  slippery.  Another  advantage  claimed  for  the  bitu- 
minous filler  is  the  possibility  when  once  cracked,  of  its  reunion,  which  is 
impossible  in  a  cement  filler.  Their  disadvantages  are  that  the  proper 
kind  of  bituminous  filler  is  usually  difficult  to  obtain  for  any  specific  case; 
that  is,  bituminous  cement,  with  the  proper  quality  of  adhesiveness  in 
order  to  stick  the  brick  together,  is  generally  quite  susceptible  to  extremes 
of  heat  and  cold,  becoming  fluid  and  running  out  of  the  joints  on  grades 
in  the  warm  sun,  and  becoming  brittle  and  breaking  in  the  joints  in  cold 
weather.  Any  lack  of  imperviousness  in  the  joints,  thru  the  breaking  of 
the  filler,  will  result  disastrously  to  the  cushion  and  to  the  pavement. 
Further,  bituminous  fillers  fail  to  support  the  edges  of  the  brick  sufficiently 
to  prevent  spalling,  and  it  is  but  a  short  time  after  a  brick  pavement  with 
bituminous  joints  iB  completed  before  the  brick  begin  to  wear  into  convex 
form  on  their  upper  surface,  thus  increasing  the  difficulties  of  keeping 
the  pavement  thoroly  clean,  increasing  the  noise  from  the  surface,  and 
damaging  its  appearance. 
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14.  Expansion  Joints 

Expansion  joints  should  be  provided,  along  the  curbs  at  least,  in  all 
brick  pavements.  In  the  case  of  cement  grouted  brick  pavements,  greater 
provision  for  expansion  joints  must  be  made  than  in  the  case  of  brick  pave- 
ments with  bituminous  joints.  A  general  practice,  where  the  brick  are 
laid  in  courses  across  the  roadway,  is  to  place  a  board  of  a  proper  thickness 
next  to  the  curb  before  the  brick  are  laid  and  then,  after  the  joint  filling 
of  the  pavement  is  completed,  to  withdraw  the  board  and  fill  the  space 
left  with  a  bituminous  cement.  The  thickness  of  the  board  to  be  used 
will  depend  upon  the  width  of  the  street,  and  the  following  thicknesses  are 
those  recommended  by  the  National  Paving  Brick  Manufacturers'  Assn.: 
Width  up  to  20  ft,  Yz  in  along  each  curb;  20  to  30  ft,  3/4  in  along  each  curb; 
30  ft  or  over,  1  in  along  each  curb. 

Distribution  of  Total  Thickness  of  Bituminous  Filler.  A  better  practice 
is  to  distribute  the  thickness  of  this  expansion  joint  over  three  or  four 
joints  in  courses  of  brick  laid  parallel  to  the  curb  and  against  which  longi- 
tudinal courses,  the  courses  of  the  brick  across  the  roadway  abut.  This 
is  especially  so  in  the  cases  of  the  wider  expansion  joints  required.  There 
is  less  likelihood  of  the  several  thinner  joints  being  rendered  ineffective 
by  sand,  gravel  or  other  debris  from  the  roadway,  than  in  the  case  of  one 
wide  joint. 

Expansion  Joints  Across  the  Street  are  now  generally  omitted  and  are 
recommended  to  be  always  omitted  by  the  latest  specifications  of  the 
National  Paving  Brick  Manufacturers'  Assn.  It  is  questionable  if  in  the 
cases  of  wide  brick  pavement's,  this  recommendation  should  be  followed 
for  the  reason  that,  on  some  streets  laid  in  recent  years  under  the  modern 
specifications  and  the  most  careful  inspection,  it  has  been  found  that  ap- 
parently the  strains  caused  by  expansion  in  the  cement  grouted  brick 
pavements  have  not  all  been  transmitted  to  the  expansion  joints  on  the 
side  and  there  taken  up  without  causing  some  shattering  of  the  brick  in 
the  pavement  apparently  thru  excessive  pressure  on  these  brick.  In  the 
cases  referred  to,  the  streets  were  40  ft  or  more  between  curbs  and  no  street 
car  tracks  were  in  the  area  of  the  pavement.  The  only  expansion  jointa 
were  the  ones  provided  along  the  curbs.  The  crushing  strength  of  the 
brick,  altho  normal  at  least,  was  apparently  insufficient  to  resist  the  strains, 
caused  by  expansion  or  contraction,  which  passed  thru  them  from  large 
adjacent  areas.  Apparently  expansion  joints  at  intervals  of,  say,  100  ft 
across  the  street  would  have  obviated  the  difficulty. 

Transverse  Expansion  Joint  for  Monolithic  Brick  Paving  (48a).  "  The  transverse 
joint  has  a  special  feature  that  is  original  with  the  writer.  When  the  location  of  the 
joint  is  made,  a  trench  2  ft  wide,  12  in  on  each  side  of  the  location,  is  cut  to  a  depth 
of  3  in.  This  trench  is  filled  level  full  with  concrete  and  covered  with  building  paper. 
The  concrete  base  is  then  placed  and  shaped  over  this  support.  The  joint  is  afterward 
cut  thru  to  the  paper  and  filled  with  sand,  as  above  described,  care  being  taken  not 
to  break  the  paper.  This  gives  a  solid  base  for  the  joint  to  rest  upon,  and  on  which 
it  may  freely  move.  This  prevents  settling  of  the  base,  which  might  be  caused  from 
water  seeping  thru  and  softening  the  subgrade  at  these  joints.  Another  special  feature 
of  the  joint  is  the  laying  of  the  brick  as  headers,  with  the  prepared  joint  between  the 
heads.  Laying  the  brick  as  headers  at  the  end  of  all  street  intersections,  which  takes 
the  place  of  marginal  curbing,  is  another  special  feature.  The  theory  for  this  arrange- 
ment is  that  the  weakest  point  in  the  pavement,  and  the  point  most  exposed  to  traffic, 
is  at  the  joints  and  at  the  end  of  the  intersections.  By  laying  the  brick  as  headers 
-  '"""Ar  hearing' is  given  for  resisting  the  impact  from  vehicles  and  from  horses'  hoofs." 
ttions  in  Construction  of  Expansion  Joints.  Great  care  must  be 
th  the  expansion  joints  in  order  that  there  may  be  no  hindrance 
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©  their  acting  as  such.  Sand  or  other  incompressible  material  of  any 
and  must  not  be  allowed  to  enter  them  and  the  bituminous  cement  must 
^"•je  of  the  proper  quality  to  permit  the  movement  of  the  brick  adjacent 
^-vithout  separation  either  from  the  brick  or  in  the  bituminous  cement 
^teelf.  Any  such  separation  will  permit  the  entrance  of  foreign  material 
fl:uid  ultimately  destroy  the  expansibility  of  the  joint.  The  bituminous 
cement  must  not  be  so  susceptible  to  heat  as  to  run  out  of  the  joints  in 
a'e'  lot  weather  nor  so  susceptible  to  cold  as  to  permit  the  separation  of  the 
J-orick  from  the  bituminous  cement  or  the  cracking  open  of  the  bituminous 

*  -filler  in  the  joints  during  the  contraction  of  the  pavement.  If  the  bitu- 
»  •  urinous  cement  is  likely  to  be  covered  with  water  for  considerable  periods 
-at  certain  seasons,  its  good  qualities  must  not  be  affected  by  this  immersion, 
!-~&nd  if  the  expansion  joints  are  so  situated  as  to  receive  the  shocks  of  traffic, 

it  must  not  at  any  time  become  brittle  enough  to  be  broken  out  of  the 
•  joints  by  the  traffic.     The  main  objections  to  expansion  joints  in  the  pave- 
ment across  the  roadway  are  their  cost  and  their  interference  with  uni- 
:.•  formlty  of  the  surface  exposed  to  traffic  and  the  resulting  ridge  or  depression 
/x  which  will  occur  at  them  and  tend  toward  uneven  wear. 

Where  Car  Tracks  Are  to  Exist  within  the  area  of  the  brick  pavement, 

r>  an  expansion  joint  should  be  provided  along  both  sides  of  each  rail.     It  may 

i ,  be  placed  next  to  the  rail  or  rail  filler  block,  or  it  may  be  installed  along 

the  side  of  the  runner,  block  laid  lengthwise  with  the  rail,  in  case  the  latter 

:  :  is  used. 

15.    Specifications  for  Construction 

Fundamental  Principles  adopted  in  1917  by  the  Spec.  Com.  Mat.  Road 
\:  Cons.,  Am.  Soc.  C.  E.  (12b). 

,        "Artificial  Foundation.    Owing  to  the  inelastic  nature  of  brick  and  slag  block  pave- 

l .  ments,  the  surface  of  the  wearing  course  must  be  smooth  and  true  to  contour,  to  insure 

' '  ease  of  traction,  comfortable  riding,  and  the  integrity  of  the  surface,  particularly  where 

cement  joints  are  used.     Special  care,  therefore,  should  be  taken  to  provide  a  concrete 

foundation  of  ample  strength  and  with  a  surface  parallel  with  that  of  the  wearing 

*  course.  The  minimum  of  4  in  for  the  thickness  of  the  artificial  foundation  should 
-be  used  only  when  the  brick  or  blocks  are  bedded  in  cement  mortar  on  a  concrete 
,   foundation  resulting  in  a  monolithic  pavement  approximately  8  in  in  thickness,  or 

when  the  natural  foundation  affords  good  drainage  and  is  firm  and  unyielding.    There 
may  be  conditions  under  which  the  concrete  foundation  can  be  entirely  dispensed  with, 
but  this  is  only  justified  where,  owing  to  the  low  first  cost  of  the  brick,  exceptionally 
good  bearing  qualities  of  the  soil,  light  traffic,  and  lack  of  funds  to  provide  a  more 
substantial  road  surface,  brick  laid  with  sand  joints  and  without  an  artificial  founda- 
tion may  be  used  as  the  first  step  in  road  improvement.     If  the  roadway  is  not  kept 
'•  clean,  the  material  which  accumulates  on  the  surface  of  the  wearing  course  will  protect 
it  from  injury,  and  its  function  will  then  be  simply  to  provide  a  foundation  for  an 
earth  road. 
"  Cushion  Course.    The  function  of  the  cushion  between  the  brick  or  block  and  the 
:    artificial  foundation  of  concrete  is  to  give  resiliency  to  the  wearing  course  and  to  allow 
for  irregularities  in  the  surface  of  the  concrete  and  for  unavoidable  variations  in  the 

.  .   depth  of  the  brick  or  block.    If  the  surface  of  the  concrete  foundation  is  made  true 
to  the  adopted  cross-section,  as  the  variation  of  the  depth  of  the  brick  or  block  decreases, 

.      the  thickness  of  the  sand  cushion  may  be  correspondingly  decreased.     The  desirable 

.  resiliency  will  be  secured  by  a  sand  cushion  1  in,  or  even  slightly  leas,  in  depth, 
provided  that  depth  is  uniform,  and  if  the  surface  of  the  concrete  foundation  is  truly 
parallel  with  the  finished  pavement;   and,  if  the  variation  in  the  depth  of  the  brick 

w  or  block  does  not  exceed  Y%  in,  the  thickness  of  the  sand  cushion  can  safely  be  reduced 
to  %  in.    In  a  number  of  brick  pavements  recently  laid,  the  cushion  course  has  been 

,■■  dispensed  with  entirely,  the  brick  having  been  bedded  in  cement  mortar  spread  over 
the  concrete  foundation.    This  results  in  a  monolithic  structure  less  capable  of  absorb- 
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ing  ahock  than  is  the  case  where  a  sand  or  bituminous  cushion  is  interposed  between 
the  wearing  surface  and  the  foundation,  and  the  joints  are  filled  with  a  bituminous 
filler.  A  cushion  course  composed  of  sand  or  stone  chips  and  a  bituminous  cement 
from  \i  to  >$  in  in  thickness  may  be  substituted  for  sand  or  cement  mortar,  provided 
the  surface  of  the  concrete  foundation  is  made  sufficiently  smooth  and  regular  in 
contour. 

"  Construction.  The  brick  or  block  should  be  laid  in  straight  courses  at  right 
angles  to  the  axis  of  the  roadway,  altho  at  intersections  they  may  advantageously 
be  laid  in  diagonal  courses  arranged  so  that  traffic  turning  any  of  the  corners  wiB 
move  across  and  not  along  the  continuous  joints.  They  should  be  laid  so  that  the 
joints  shall  be  uniform  in  width  and  of  sufficient  width  only  to  permit  the  filler  to 
reach  the  bottom  of  the  joints.  Lug  bricks  have  the  advantage  of  insuring  such 
uniform  joints,  with  ordinary  care  in  laying.  If  a  sand  cushion  is  used  great  care 
should  be  taken  to  avoid  any  disturbance  of  the  surface  of  the  cushion  after  it  shaD 
have  been  brought  to  true  grade  by  using  a  template.  If  bedded  in  a  mortar  or  bitu- 
minous cushion,  the  brick  or  block  should  be  bedded  so  that  the  surface  shall  be  as  true 
as  possible.  In  all  cases  the  brick  after  being  laid  should  be  brought  to  a  true  and 
even  surface  by  the  use  of  a  roller." 

Specifications  for  Brick  Pavement  with  Sand  Cushion  as  adopted  in 
1916  by  the  Am.  Soc.  Miln.  Imp.  are  as  follows,  except  that  the  description 
of  the  rattler  test  (see  Art.  9)  is  omitted. 

"  Character  of  Brick.  All  brick  must  be  of  the  sices  commercially  known  as  paving 
brick  the  widths  of  which  must  not  vary  more  than  V8  in.  They  must  be  thorory 
annealed,  tough  and  durable,  regular  in  size,  shape  and  evenly  burned.  When  broken, 
the  brick  shall  show  a  dense,  stone-like  body,  free  from  lime,  air-pockets,  cracks  or 
marked  laminations.  They  must  not  be  fire  flashed,  smoked  or  treated  in  any  manner 
tending  to  give  artificially  a  uniform  color  outside.  Kiln  marks  must  not  exceed 
Vie  in  one  from  another,  and  one  edge  at  least  shall  show  but  slight  kiln  marks.  AH 
brick  so  distorted  in  burning  as  to  lay  unevenly  in  the  pavement  shall  be  rejected. 

"The  standard  SIZE  of  paving  brick  shall  be  3 1/2  in  in  width,  4  in  in  depth,  and 
8  1/2  in  in  length.  They  shall  not  vary  from  these  dimensions  to  exceed  t/g  in  in  width 
and  depth,  and  not  more  than  1/2  in  in  length.  If  the  edges  of  the  brick  are  rounded 
the  radius  shall  not  exceed  3/l6  in.  Only  brick  with  four  raised  lugs  on  one  side  not  to 
exceed  1/4  in  nor  less  than  1/8  in  in  height  shall  be  used.  No  one  lug  shall  exceed  1/2  ia 
in  area. 

"Inspection  of  Brick.  AH  brick  shall  be  subject  to  thoro  inspection  before  and 
after  laying  and  rolling,  and  all  rejected  material  shall  be  immediately  removed  from 
the  street.  Factory  inspection  of  brick,  including  the  rattler  test,  shall  be  made  if, 
in  the  judgment  of  the  engineer,  it  be  expedient.  This  test  and  inspection,  however, 
in  no  wise  prevent  further  tests  and  inspection  of  the  brick  after  they  have  been  received 
upon  the  improvement,  if  in  the  judgment  of  the  engineer  such  is  warranted. 

"  Delivery  of  Brick.  The  brick  shall  be  hauled  and  carefully  unloaded  by  hand 
without  spalling  or  otherwise  damaging  the  brick,  and  neatly  piled  on  the  walks  or 
outside  of  the  curbs  before  the  grading  is  finished,  and  in  laying  be  carried  from  there 
to  the  pavement. 

"  Rattler  Test  for  Block  Size.  The  brick  shall  not  lose  of  their  weight  more  than 
22%  after  being  submitted  to  the  following  tests,  provided,  however,  that  brick  from 
any  one  factory  and  used  in  any  one  improvement  shall  not  vary  more  than  8  points. 
Samples  of  brick  of  uniform  shape  and  appearance  shall  be  taken  from  each  car  tested, 
estimated  at  10  000  brick.  Brick  having  a  defect,  that  would  cull  them,  shall  not  be 
used.  Three  grades  of  samples  shall  be  tested,  one  of  the  softest,  one  of  the  medium 
and  one  of  the  hardest  burned.  If  all  of  the  tests  over-run  the  above  percentage  of 
loss,  the  car  shall  be  rejected.  If  one  or  two  of  the  tests  over-run,  another  test  of 
said  grade  or  grades  shall  be  made.  Should  only  one  of  these  tests  over-run  the  specified 
percentages  of  loss,  the  contractor  may  cull  said  grade,  provided  they  do  not  exceed 
10%  of  the  amount  of  brick  in  the  car,  and  deliver  the  balance  on  the  improvement. 
Otherwise  the  whole  car  will  be  rejected.  In  order  to  prevent  the  continued  shipments 
of  inferior  brick,  only  two  cars  to  two  separate  shipments  of  any  make  of  brick  will 
J  Should  they  fail  to  meet  the  requirements  stated  above  said  make  of 
i  rejected  for  this  improvement 
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Numbhb  and  CONDITION  or  Brick.  Ten  paving  brick  shall  constitute  the  number 
to  be  used  in  a  single  test.  The  brick  shall  be  thoroly  dried  for  at  least  8  hr  in  a  tem- 
perature of  88°  C  (100°  F)  before  testing. 

"  Tests  Bbfobb  Unloading.  The  contractor  shall  notify  the  proper  city  official 
of  the  location  and  ear  number  of  each  carload  of  brick  received,  so  that  samples,  if 
deemed  necessary,  may  be  taken  and  tested  by  the  city,  and  no  brick  shall  be  delivered 
OB  or  adjacent  to  any  improvement  on  which  brick  are  to  be  used  until  a  written 
statement  has  been  received  from  the  Engineer  or  his  authorised  representative,  that 
they  have  been  superficially  inspected  or  have  passed  the  required  tests.  Decision 
relative  to  each  carload  will  be  made  within  24  hr  of  notice.  Permission  to  deliver 
brick  on  the  line  of  work  shall  not  be  considered  a  final  acceptance  in  any  respect. 

"  Foundation.  The  cement  used  shall  conform  to  the  requirements  specified.  The 
fine  aggregate  shall  consist  of  any  material  of  siliceous  or  igneous  origin,  free  from 
mica  in  excess  of  5%,  and  other  impurities,  uniformly  graded,  the  particles  ranging 
in  size  from  %  in  to  that  which  will  pass  a  100-mesh  sieve.  The  coarse  aggregate 
shall  be  sound  gravel,  broken  stone  or  slag,  having  a  specific  gravity  of  not  less  than  2.6. 
It  shall  be  free  from  all  foreign  matter,  uniformly  graded,  and  shall  range  in  sise  from 
M  in  up,  the  largest  particles  not  to  exceed  in  any  dimension  one-half  the  thickness  of 
the  concrete  in  place. 

"  In  preparing  the  concrete,  the  cement  and  aggregate  shall  be  measured  separately 
and  then  mixed  in  such  proportions  that  the  resulting  concrete  shall  contain  fine 
aggregate  amounting  to  one-half  of  the  volume  of  the  coarse  aggregate,  and  that 
7  cu  ft  of  concrete  in  place  will  contain  94  lb  of  cement.  The  ingredients  of  the  concrete 
shall  be  thoroly  mixed,  sufficient  water  being  added  to  obtain  the  desired  consistency, 
and  the  mixing  continued  until  the  materials  are  uniformly  distributed,  and  each 
particle  of  the  fine  aggregate  is  thoroly  coated  with  cement,  and  each  particle  of  the 
coarse  aggregate  is  thoroly  coated  with  mortar.  When  a  mechanical  concrete  mixer 
is  used,  the  materials  must  be  proportioned  dry,  and  then  deposited  in  the  mixer  all 
at  the  same  time.  The  mixer  must  produce  a  concrete  of  uniform  consistency  and 
color,  with  the  stones  thoroly  mixed  with  water,  sand  and  cement.  The  materials 
shall  be  mixed  wet  enough  to  produce  a  concrete  of  a  consistency  that  will  flush  readily 
under  light  tamping,  but  which  can  be  handled  without  causing  a  separation  of  the 
coarse  aggregate  from  the  mortar.  Retempering,  that  is,  remixing  with  additional 
water,  mortar  or  concrete  that  has  partially  hardened,  will  not  be  permitted. 

"The  concrete  shall  be  deposited  in  a  layer  on  the  subgrade  in  such  quantities  that, 
after  being  thoroly  rammed  in  place,  it  will  be  of  the  required  thickness,  and  the  upper 
surface  shall  be  true,  uniform  and  parallel  with  the  surface  of  the  finished  pavement. 
In  conveying  the  concrete  from  the  place  of  mixing  to  the  place  of  deposit,  the  operation 
must  be  conducted  in  such  a  manner  that  no  mortar  will  be  lost  and  the  concrete 
must  be  so  handled  that  the  foundation  will  be  of  uniform  composition  thruout,  showing 
no  excess  nor  lack  of  mortar  in  any  place. 

"The  foundation  shall  be  6  in  in  thickness,  with  its  upper  surface  finished  parallel 
to  and  5H  in  below  the  grade  of  the  finished  pavement. 

"When  complete,  the  foundation  shall  be  kept  moist  for  not  less  than  2  days  and 
it  shall  be  protected  from  traffic  until  the  concrete  has  thoroly  set. 

"No  concrete  shall  be  mixed  while  the  air  temperature  is  below  0°  C  (82°  F),  and 
in  no  case  shall  any  material  containing  frost  be  used,  and  if  this  temperature  is  reached 
at  any  time  before  the  foundation  shall  have  been  thoroly  set,  it  shall  be  immediately 
provided  with  such  covering  as  will  protect  it  from  all  damage.  In  no  event  shall 
a  concrete  foundation  be  laid  on  a  frozen  subgrade. 

"  Sand  Cushion.  Over  the  foundation,  which  must  be  thoroly  cleaned,  shall  be 
spread  to  a  uniform  depth  of  1H  in.  after  rolling,  a  cushion  of  clean,  sharp  sand,  free 
from  foreign  matter  except  that  it  may  contain  not  to  exceed  5%  of  loam.  The  sand 
must  be  fairly  well  graded  from  ^  in  to  that  which  will  be  retained  on  a  60-mesh  sieve. 
The  word  sand  includes  broken  stone  or  slag  meeting  the  specified  grading.  The 
cushion  shall  be  carefully  shaped  to  a  true  cross-section  of  the  roadway  by  means  of 
a  template  having  a  steel  faced  edge,  covering  at  least  one-half  the  width  of  the  brick 
work,  and  so  fitted  with  rollers  ss  to  be  easily  drawn  on  the  curb  and  guide  timbers 
orraiL 

"The  template  shall  be  built  in  substantial  accordance  with  plan  accompanying 
i  thesn  -specifications. 
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"Guide  Timbers  shall  be  1J4  by  4  in  by  16  ft,  droned  on  two  aides,  laid  to  a  true 
surface  in  the  center  of  the  street,  and  also  next  to  the  curb  if  the  curb  cannot  be 

"Before  shaping  the  cushion  a  H  in  strip  shall  be  laid  on  the  curb,  and  guide 
bars,  or  rail,  and  the  template  drawn  over  the  same,  after  which  the  H  in  strip  shall 
be  removed,  the  cushion  slightly  moistened  and  rolled  over  its  entire  surface  with 
a  hand  roller.  The  roller  shall  not  be  less  than  36  in  in  diameter,  24  in  in  width,  and 
shall  weigh  not  less  than  10  lb  per  in  in  width,  and  have  a  handle  12  ft  in  length.  After 
rolling,  the  template  shall  be  drawn  over  the  curb  and  guide  timbers  or  rail,  to  complete 
the  cushion.  The  cushion  shall  be  prepared  at  least  50  ft  in  advance  of  the  brick 
laying. 

"  Laying  of  the  Brick.  The  brick  shall  be  laid  in  straight  lines  on  edge,  at  right 
angles  to  the  curb.  At  intersections,  they  shall  be  laid  as  directed.  Brick  shall 
be  laid  with  the  lug  sides  all  in  the  same  direction.  Brick  must  be  placed  close  together, 
both  ends  and  sides,  breaking  joints  at  least  3  in.  At  every  fourth  course,  the  brick 
shall  be  driven  together  to  secure  tight  joints  and  straight  courses  and  all  thick  brick 
shall  be  removed.  Brick  shall  be  used  with  the  best  edge  up.  Broken,  chipped  or 
warped  brick,  not  suitable  to  lay  as  a  whole,  may  be  used  for  batting.  When  any 
section  shall  contain  more  than  10%  of  culls,  the  brick  shall  be  taken  up  and  the 
cushion  adjusted.  Brick  shall  be  laid  from  curb  to  curb,' or  car  track  to  curb.  No 
bats  or  broken  brick  shall  be  used  except  at  curbs  or  at  street-car  tracks.  Batting 
for  closures  shall  immediately  follow  the  laying.  Joints  shall  be  cut  square  with  the 
top  and  sides  of  the  brick.  All  joints  must  be  kept  clean  and  open  to  the  bottom 
until  filled  as  specified. 

"  Street-Car  Tracks.  Along  the  street-car  tracks  the  brick  must  not  be  laid  within 
\i  in  of  the  rail,  and  when  rolled  shall  be  \i  in  below  the  top  of  the  rail.  The  space 
between  the  web  of  the  rail  and  the  brick  shall  be  filled  with  cement  mortar,  consisting 
of  2  parts  sand  and  1  part  Portland  cement.  The  mortar  shall  be  in  proper  condition 
and  the  edge  constructed  to  a  straight  line  before  the  brick  are  laid. 

"Expansion  Joints  for  Cement  Grout  Filler.  Expansion  joints  shall  be  placed 
parallel  with  and  at  each  of  the  curb  lines,  and  shall  be  1  ^  in  in  width.  The  joints  shaD 
be  made  by  placing  together  on  edge,  parallel  with  the  curb,  two  wedge-shaped  strips 
6  in  in  width,  and  dressed  on  two  faces.  The  strip  next  to  the  curb  shall  be  1  in  wide 
on  top,  beveled  to  a  thickness  of  H  in  st  the  bottom,  and  the  strip  next  to  the  brick 
shall  be  of  the  same  dimensions  and  placed  in  a  reverse  position.  The  brick  shall 
be  laid  lightly  against  said  strips.  Soon  after  the  pavement  has  been  grouted  and 
the  cement  filler  hss  set,  and  the  pavement  is  in  all  other  respects  finished,  the  strips 
shall  be  removed,  the  joints  thoroly  cleaned  out,  and  immediately  completely  filled 
with  a  bituminous  filler  composed  of  a  material  which,  when  penetrated  by  a  No.  2 
needle  under  a  weight  of  200  g  for  1  min  at  a  temperature  of  0°  C  (32°  F),  will  have  a 
penetration  of  not  less  than  20,  and  when  penetrated  by  a  No.  2  needle  under  50  g 
for  5  sec  at  a  temperature  of  46°  C  (115°  F),  will  not  have  a  penetration  of  over  100. 
A  premolded  expansion  strip  made  of  a  material  unaffected  by  the  action  of  water  or 
street  liquids  may  be  used  along  each  curb  line,  if  it  meets  all  the  requirements  for 
the  joint  filler  herein  specified.  These  strips  shall  not  be  less  than  %  in  in  width  for 
a  30  ft  street  or  under,  increasing  proportionately  to  1 H  in  in  width  for  a  50-ft  street 
or  over. 

"  Rolling.  After  the  brick  in  the  pavement  have  been  passed  for  rolling  and  the 
surface  swept  clean,  the  pavement  shall  be  rolled  with  a  roller  weighing  not  less  than 
8  nor  more  than  5  tons,  in  the  following  manner:  The  brick  next  the  curb  shall  be 
tamped  with  a  hard  wood  tamper,  to  the  proper  grade.  The  rolling  shall  then  com- 
mence near  the  curb  at  a  very  slow  pace,  and  continue  back  and  forth  toward  the 
center,  until  the  center  of  the  street  is  reached,  then,  passing  to  the  opposite  curb, 
it  shall  be  repeated  in  the  same  manner  to  the  center  of  the  street.  After  this  first 
'passing  of  the  roller  the  pace  may  be  quickened  and  the  rolling  continued  until  the 
brick  pavement  has  a  smooth  surface.  The  pavement  shall  then  be  rolled  transversely 
at  an  angle  of  45°  from  curb  to  curb,  repeating  the  rolling  in  the  opposite  45°  direction. 
Before  and  after  this  transverse  rolling  has  taken  place,  all  broken  or  injured  brick 
must  be  taken  up  and  replaced  with  perfect  ones.  The  substitute  brick  must  be  brought 
to  the  true  surface  by  tamping,  After  final  rolling  the  pavement  shall  be  tested  with 
'  1A*f  "traight-edge,  laid  parallel  with  the  curb,  and  any  depression  exceeding  K  m 
taken  out.     If  riecessary,  the  pavement  shall  be  again  rolled. 
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"  Portland  Cement  Groat  Filler.  The  filler  shall  be  composed  of  1  part  each  of 
fine,  clean,  sharp  sand  and  Portland  cement. 

"The  cement  shall  meet  the  requirements  of  the  standard  specifications  for  Portland 
cement  of  the  Am.  Soc.  Test.  Mat.,  adopted  August  16, 1909,  with  subsequent  amend- 
ments. The  sand  shall  be  clean  and  sharp,  fairly  well  graded  from  that  passing  a 
20-mesh  sieve  to  that  retained  on  a  100-mesh  sieve.  Sand  shall  be  measured  in  a 
box  having  the  same  cubical  contents  as  1  sack  of  cement. 

"  Before  any  grouting  is  done,  a  sufficient  amount  of  cement  and  an  equal  amount 
of  sand  to  complete  the  work  prepared  for  grouting  at  that  time,  but  not  to  exceed 
2  hours'  run  shall  be  thoroly  mixed  dry  until  the  mass  assumes  a  uniform  color.  From 
this  mixture  an  amount  not  exceeding  2  cu  f t  shall  be  taken  and  placed  in  the  grouting 
box  and  enough  clean  water  added  to  obtain  a  grout  that  will  penetrate  to  the  bottom 
of  the  brick.  From  the  time  the  water  is  applied  until  all  is  removed  and  floated 
into  the  joints  of  the  pavement,  the  mixture  must  be  kept  in  constant  motion.  A 
mechanical  mixer  approved  by  the  Engineer  that  will  meet  these  requirements  may  be 
used  after  the  dry  mixture  of  sand  and  cement  has  been  made.  Before  the  grout  is 
applied  the  brick  shall  be  thoroly  wet  by  being  gently  sprayed.  The  water  shall  be 
added  to  this  dry  mixture  in  a  box  preferably  about  4  ft  8  in  long,  80  in  wide,  and  14 
in  deep,  resting  on  legs  of  different  lengths,  so  that  the  mixture  will  rapidly  flow  to 
the  lower  corner  of  the  box,  the  bottom  of  which  shall  be  about  3  in  above  the  pave- 
ment. One  box  shall  be  used  for  each  14  ft  in  width  of  roadway,  and  at  least  two 
boxes  must  be  used  in  all  cases. 

"The  grout  shall  be  removed  from  the  box  with  scoop  shovels  and  applied  to  the 
brick  in  front  of  the  sweepers,  who  shall  rapidly  sweep  it  lengthwise  of  the  brick  into 
the  unfilled  joints,  until  the  joints  are  filled  to  within  not  more  than  M  in  of  the  top 
of  the  brick.  After  the  grout  has  had  a  chance  to  settle  into  the  joint  and  before 
the  initial  set  develops,  the  balance  of  every  joint  shall  be  filled  with  a  thicker  grout, 
and,  if  necessary,  refilled,  until  the  joints  remain  full  to  the  top.  After  this  application 
has  had  time  to  settle  and  before  the  initial  set  takes  place,  the  pavement  shall  be 
finished  to  a  smooth  surface  with  a  squeegee  or  wooden  scraper  having  a  rubber  edge, 
which  shall  be  worked  over  the  brick  at  an  angle  with  the  brick. 

"When  completed  and  the  cement  has  received  its  initial  set,  the  pavement  shall 
be  covered  with  a  ^  in  layer  of  sand,  which  shall  be  frequently  sprinkled  in  warm 
weather.  No  travel  shall  be  permitted  on  the  pavement  for  a  period  of  at  least  7  days 
after  grouting,  or  longer,  as  the  Engineer  may  require  on  account  of  weather  condi- 
tions. Ample  barricades  and  watchmen  shall  be  provided  by  the  contractor  for  the 
proper  protection  to  the  grouting. 

"  Coal  Tar  Paving  Pitch  Filler.  The  joints  or  spaces  between  the  bricks,  and 
those  between  the  bricks  and  the  curb,  railroad  tracks,  around  manholes,  etc,  shall 
be  filled  with  coal  tar  paving  pitch,  which  shall  comply  with  the  following  requirements: 
"Physical  Properties.  When  in  place  in  the  pavement,  it  shall  be  of  such  char- 
acter that  it  will  adhere  firmly  to  the  paving  brick  and  to  the  curb,  and  shall  be  suffi- 
ciently plastic  to  allow  for  the  contraction  and  expansion  in  the  pavement  without 
developing  cracks  in  the  joints.  The  filler  shall  be  such  that  it  retain  its  consistency 
under  extreme  temperature.  It  shall  be  proof  against  action  by  water  and  all  acids 
and  alkalies  to  which  the  pavement  may  be  exposed.  The  free  carbon  shall  not  be  less 
than  25  nor  more  than  40%.  The  specific  gravity  shall  not  be  less  than  1.23  nor  more 
than  1.30  at  15.5°  C  (60°  F).  It  shall  have  a  melting  point  varying  not  more  than 
3°  from  57°  C  (5°  from  135°  F),  determined  by  the  cube  method. 

"Methods  op  Use.  The  filler  shall  be  heated  and  poured  into  the  joints  to  the 
full  depth  thereof,  at  a  temperature  of  not  less  than  149°  C  (300°  F),  nor  greater  than 
177°  C  (350°  F).  All  joints  shall  be  completely  filled  at  the  top.  The  top  dressing 
of  sand  shall  be  spread  over  the  pavement  immediately  after  the  filler  is  applied  and 
while  it  is  still  soft.  In  cold  weather  the  sand  shall  be  heated  so  as  to  readily  bond 
with  the  pitch.  Extra  care  shall  be  used  at  the  gutters  and  around  catch  basins,  etc, 
to  effectually  prevent  the  leakage  of  water  into  the  sub-roadway. 

"Asphalt  Filler.  The  interstices  of  the  brick  shall  be  completely  filled  with  an 
asphalt  filler  heated  to  a  temperature  of  not  less  than  177°  C  (350°  F)  nor  more  than 
232°  C  (450°  F).  This  asphalt  filler  shall  not  contain  pitch  nor  any  part  of  coal  tar. 
It  shall  contain  at  least  98%  of  bitumen  soluble  in  carbon  bisulphide.  It  shall  remain 
pliable  at  all  temperatures  to  which  it  may  be  subjected  as  a  street  paving  filler;  it  shall 
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be  absolutely  proof  against  water  and  street  liquids;  it  shall  firmly  adhere  to  the 
and  be  pliable  rather  than  rigid.    The  penetration  shall  conform  to  the  ft 

No.  2  needle,  5  sec,    100  g  at  25°  C  (77°  F),  25  to  60. 

No.  2  needle,  1  min,  200  g  at    0°  C  (32°  F),  not  below  25. 

No.  2  needle,  6  sec,  20  g  at  46°  C  (115°  F),  not  above  110. 
Care  shall  be  exercised  to  completely  fill  all  openings  around  street  structures 
the  street  shall  not  be  used  for  traffic  until  the  filler  is  completely  set.  A  top 
of  sand  shall  be  spread  immediately  after  the  filler  is  applied  and  while  it  Ja  ataD  soft 
"  Maintenance.  The  period  of  guaranty  shall  be  5  years.  During  the  period  ef  1 
guaranty,  whenever  the  surface  of  a  vitrified  brick  pavement  becomes  uneven,  hoknag ' 
water  ^  in  or  more  in  depth  in  a  distance  of  4  ft  or  less,  or  when  the  pavement  has 
settled  over  trenches  existing  previous  to  the  completion  of  the  pavement,  then  the 
brick  shall  be  taken  up  and  relaid  to  proper  crown  and  grade.  Any  brick  which  may 
be  found  soft,  unsound,  broken  or  disintegrated,  and  all  portions  of  the  pavement 
which  may  have  become  rough  by  reason  of  the  chipping  or  breaking  of  the  edgei 
of  the  brick,  so  as  to  produce  joints  exceeding  ^  in  at  a  point  M  in  below  the  surface 
of  the  brick,  shall  be  removed,  and  properly  replaced  with  sound  material. 

"Note.  All  castings  for  manholes,  catchbasins,  etc,  shall  not  be  imbedded  in  the 
concrete  foundation.  They  shall  be  made  to  rest  on  top  of  the  foundation  to  allow  the 
pavement  to  expand  uniformly,  thereby  avoiding  the  cracking  and  crushing  of  the  brick. 
"Note  to  Engineer:  Where  medium  or  light  traffic  or  other  conditions  exist,  which, 
in  the  opinion  of  the  Engineer,  do  not  require  a  brick  capable  of  giving  an  ahrasm 
loss  of  only  22%,  brick  of  a  quality  which  will  give  a  loss  of  26  or  even  28%  may  be 
used.  While  the  committee  is  in  favor  of  a  cement  grout  filler,  it  believes  that  where 
conditions  do  not  favor  the  use  of  the  same,  a  bituminous  filler  may  be  used.  For 
cement  grout  filler,  the  committee  recommends  a  square  edge  brick." 

Specifications  for  Brick  Paving  on  Sand-Cement  Mortar  Bed,  aa  adopted 
by  the  National  Paving  Brick  Manufacturers'  Assn.  are,  in  part,  as  follows: 

"  Superfoundation.  Upon  that  part  of  the  foundation  already  prepared,  there 
shall  be  added  a  superfoundation  completing  the  whole,  composed  of  1  part  of  cement 
to  4  parts  of  sand,  stone  screenings  or  granulated  slag,  which,  when  thoroly  rolled  and 
compacted  to  a  uniform  density  by  means  of  a  hand  roller,  shall  be  not  more  than  1 
in  in  depth. 

"Construction.  The  sand  and  cement  for  the  added  portion  of  the  foundation 
shall  be  mixed  in  the  proportions  herein  provided,  by  hand  or  mechanical  mixer,  until 
the  mass  attains  a  uniform  shade  and  in  such  quantities  that  the  operations  of  con- 
structing the  superfoundation  may  proceed  continuously.  The  superfoundation  shall 
be  shaped  to  a  true  surface  parallel  with  the  surface  of  the  finished  roadway,  by  meaas 
of  a  template  extending  the  entire  width  of  the  roadway,  drawn  forward  upon  the 
curbs  or  guide  rails.  When  the  width  of  the  roadway  precludes  the  use  of  a  template 
spanning  the  entire  distance  the  operations  of  shaping  the  superfoundation  shall  be 
performed  upon  sections  thereof,  using  scantling  laid  upon  the  foundation  as  the  guide 
rails.  After  the  superfoundation  has  been  spread  and  struck  off  a  depth  not  leas  than 
\i  in  above  the  finished  depth  herein  provided,  it  shall  be  thoroly  and  uniformly  com- 
pacted by  rolling.  The  roller  used  for  this  purpose  shall  be  of  the  hand  type,  weighing 
not  more  than  10  lb  per  in  of  length.  It  shall  be  not  more  than  24  in  in  diameter,  nor 
more  than  80  in  in  length.  Rolling  shall  commence  at  the  curb  and  continue  parallel 
to  it  at  a  slow  pace,  moving  backward  and  forward  until  the  opposite  curb  is  reached. 
Any  depressions  created  by  rolling  shall  be  lightly  roughened  by  means  of  rakes  and  a 
sufficient  quantity  of  aggregate  mixture  be  added,  so  that  when  again  struck  off  and 
rolled  the  surface  shall  conform  to  that  herein  provided.  The  operations  of  striking  off 
and  rolling  shall  be  repeated  until  the  entire  superfoundation  is  uniformly  dense  and 
free  from  depressions.  When  the  use  of  the  template  and  guide  rails  for  striking  off 
any  portion  of  the  superfoundation  is  impracticable,  it  shall  be  shaped  to  the  surface 
required  by  hand  luting.  All  provisions  for  rolling,  compacting  and  smoothing  shall 
be  observed. 

u  Laying  the  Brick.  Upon  the  superfoundation  as  prepared,  the  brick  shall  be  im- 
mediately laid  with  the  better  edge  uppermost  and  the  projections  in  one  direction. 
Only  whole  brick  shall  be  used  except  as  provided  or  by  special  direction  of  the  engineer." 

Specifications  for  Brick  Paving  on  a  Green  Concrete  Foundation,  a* 
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adopted  by  the  National  Paving  Brick  Manufacturers'  Assn.  are,  in  part, 
as  follows: 

"  The  Subgrade,  if  dry,  shall  be  lightly  sprinkled  with  water  before  placing  the 
concrete. 

"  Concrete  for  the  Foundation  shall  be  deposited,  struck  off  and  finished  to  the 

depth  of  inches  as  provided  in  the  plans  and  specifications  so  that  when 

complete,  the  surface  shall  be  parallel  to,  and inches  below  the  grade  of  the 

finished  roadway.  The  surface  shall  be  smooth  and  uniformly  finished,  with  the 
coarse  aggregate  thoroly  embedded  in  mortar.  Qoncrete  in  place  shall  have  been 
ao  mixed,  deposited,  and  finished,  that  the  coarse  and  fine  aggregate  shall  be  uniformly 
distributed  thruout  the  mass.  The  concrete  shall  be  brought  to  the  required  surface 
smoothness  and  condition  for  laying  the  brick  thereon  by  adding  thereto  a  thin  coat- 
ing of  sand  and  cement. 

"  The  Sand  and  Cement  for  the  Thin  Coating  shall  be  of  a  quality  equal  to  that  used 
in  the  fine  aggregate  in  the  concrete.  They  shall  be  thoroly  mixed  dry  in  advance 
in  a  mechanical  batch  mixer,  in  the  proportion  of  1  part  cement  to  8  parts  of  sand 
by  volume.  Mixing  shall  continue  until  the  mass  attains  a  uniform  shade.  Sufficient 
quantity  shall  be  prepared  at  intervals  in  order  that  there  shall  be  no  interruption  in 
preparing  the  surface  of  the  concrete  for  brick  laying. 

"  Steel  Forms  shall  be  utilized  to  retain  the  concrete  and  brick  and  serve  as  guide 
rails  for  the  template,  and  when  so  used,  shall  be  true  to  line  and  grade. 

M  Double  Template.  The  concrete  shall  be  brought  within  the  requirements  by 
means  of  a  double  template  which  shall  consist  of  a  6-in  steel  I-beam  in  front  and  a 
G-in- steel  channel  or  I-beam  to  the  rear,  held  in  a  rigid  frame  with  the  two  members 
parallel,  spaced  2  ft  from  center  to  center,  and  shaped  to  conform  to  the  cross-section 
of  the  roadway.  The  rear  member  shall  be  held  in  the  frame  with  the  bottom  S/l0  in 
higher  than  that  of  the  frame  member.  Rollers  shall  be  attached  to  the  frame  which 
shall  rest,  when  in  use,  upon  the  guide  rails. 

"  In  Shaping  the  Concrete  deposited  from  the  mixer,  it  shall  be  thoroly  spaded,  settled 
and  roughly  surfaced  immediately  ahead  of  the  double  template.  A  sufficient  amount 
of  dry  mixture  for  the  thin  coating  shall  be  supplied  continually  between  the  framed 
templates  so  that  in  the  forward  movement,  the  rear  template  shall  distribute  the 
necessary  film  over  the  entire  surface,  producing  the  required  smoothness.  In  cases 
where  the  use  of  the  double-framed  template  is  impracticable,  the  required  surface 
shall  be  secured  by  templates  or  by  hand  luting. 

"  Note:  By  reason  of  the  fact  that  the  rear  cutting  edge  of  the  double  template 
is  3/ifl  in  higher  than  the  front  cutting  edge,  the  forward  movement  of  the  template 
as  described  performs  two  operations  simultaneously,  namely:  That  of  striking  off 
the  concrete  which  has  been  deposited  upon  the  subgrade  and  spreading  over  its  surface 
the  3/ifl  in  film  of  the  dry  mixture,  which  being  of  equal  quality  of  the  mortar  in  the 
concrete  becomes  an  integral  part  of  the  concrete.  Concrete  of  a  consistency  which 
will  sustain  the  brick  surface  uniformly  during  the  laying,  rolling,  and  filling  the  joints 
is  a  necessary  prerequisite.  It  is  equally  necessary,  too,  that  the  green  concrete  shall 
be  of  a  consistency  affording  a  mortar  surface  which  will  insure  a  perfect  adhesion 
of  the  brick.  The  use  of  transverse  joints  in  the  surface  or  base  of  the  roadway  should 
not  be  permitted. 

"  Conditions  Governing  Laying  Concrete.  The  use  of  partially  hardened  mortar  or 
concrete,  remixed  with  water,  is  prohibited.  No  concrete  shall  be  mixed  or  deposited 
when  the  air  temperature  is  below  0°  C  (32°  F),  unless  during  the  mixing  the  aggregates 
shall  be  heated  so  that  when  placed,  the  temperature  of  the  concrete  shall  be  not  less 
than  15°C  (60°  F).  The  pavement  shall  then  be  protected  by  sufficient  covering 
against  freezing.     In  no  event  shall  concrete  be  deposited  upon  a  frozen  subgrade. 

11  Laying  the  Brick.  Upon  the  foundation  as  prepared,  the  brick  shall  be  imme- 
diately laid  with  the  better  edge  uppermost  and  the  projections  in  one  direction. 
Only  whole  brick  shall  be  used  except  as  provided  or  by  special  direction  of  the 
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16.    Construction  Cost  Data 

The  price  of  brick  pavements,  including  foundations,  varies  according  to 
local  conditions,  but  generally  will  range  between  $1.25  and  $2.50  per  sq  yd 
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under  contracts  which  include  a  fair  profit  to  the  contractor.     These  figures 

may  be  subdivided  into  items  as  follows: 

Minimum  Maximum 

Co*  per  SqYd  Coat  per  Sq  Yd 

Preparation  of  subgrade  after  excavation  or  embank- 
ment is  completed $0.02                    $0.06 

Artificial  foundation 0.36 

Concrete  foundation,  6  in 

Materials 0.80 

Mixing  and  placing 0. 10 

Sand  cushion 

Materials 0.10                     0.20 

Placing,  compacting  and  trimming 0.016                    0.03 

Brick  wearing  course 

Brick,  hauling  and  piling 0.66                      1 .10 

Laying 0.06                     0.10 

Rolling 0.02                      0.06 

Grouting 0.026                    0.06 

Expansion  joints 0.01                     0.02 

$1.26  $2.60 

The  necessary  cleaning  up  of  the  work,  sprinkling  and  otherwise  keeping 
moist  of  the  grout  filler  after  placing,  and  other  work  incidental  to  the 
performance  of  the  contract  under  such  specifications  as  those  of  the  Na- 
tional Paving  Brick  Manufacturers'  Assn.,  are  covered  by  these  figures  as 
well  as  interest,  rental,  or  other  charges  for  machinery  or  tools  and  a  profit 
to  the  contractor.     See  (6),  (7),  (23),  (30c)  and  (55). 

A  Formula  (53)  for  estimating  the  cost  of  brick  pavements  in  rural 
districts  is  as  follows :  Cost  per  square  yard  of  foundation  of  6  in  of  cement- 
concrete  equals  1.90L  +  0.213C  +  0.1385  +  0.157  A  +  0.040B,  where  C 
equals  the  cost  of  cement  per  barrel;  S  equals  the  cost  of  sand  per  cubic 
yard;  A  equals  the  cost  of  the  aggregate  per  cubic  yard;  B  equals  the 
cost  of  brick  per  thousand;  and  L  equals  the  cost  of  labor  per  hour. 

"Gary,  Ind.  (23).  Contract  prices  for  brick  pavements  on  6-in  concrete  base 
varied  during  1914  from  $2.13  to  $2.18  per  sq  yd,  while  the  cost  data  compiled  from 
inspectors'  reports  show  a  cost  to  the  contractor  of  from  $1.62  to  $1.72.  This  cost 
price  does  not  include  overhead  expense  of  any  kind,  nor  does  it  include  the  discount 
item  referred  to  above.  Grading  is  paid  for  as  a  separate  item,  as  is  all  other  incidental 
work,  such  as  curbs,  sidewalks,  catch-basins,  headers,  etc. 

Table  VI. — Cost  of  Brick  Pavement  in  Gary,  Ind.,  in  1914 

Improvement  Madison  Ave  26th  Ave  26th  Ave 

SqYd  Pavement 6289.8  8522.4  8727.1 

Rate  in  Per  Per  Per 

Labor  Item  Cents  Hr       Sq  Yd  Hr         Sq  Yd  Hr       Sq  Yd 

Team 60             143     180     278     

Labor 20  to  80      1746     1673     2612     

Bricksetter 50  to  66        218     130     447     

Foreman 35  to  40       190     152     

Waterboy 10  to  20       160     100     

Laborcost* $0,113  ....  $0,086  ....  $0,114 

Per  M  Per  M  Per  M 

Brick  hauled $1.50      0.06  $2.15  0.090  $2.02  0.08 

Brick  cost 22.50      0.902  22.50  0.958  22.00  0.89 

Cement,  sq  yd  per  bag 12.0       13.5       9.6      

Groutroement-water 0.03          0.026         0.036 


Total  unit  cost $1,105  $1.16  $1.12 

hides  cost  of  making  sand  cushion,  laying,  rolling  and  grouting  brick." 
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tethod  of  Figuring  Cost  of  Brick  Paring  on  a  Green  Concrete  Foundation  (26). 
lis  is  a  method  of  arriving  at  a  cost  only.  The  figures  used  may  not  apply  at 
to  any  case  in  hand,  but  in  arriving  at  what  the  cost  of  a  brick  road  is  in  any 
ticular  case  the  actual  cost  of  the  several  items  must  be  ascertained.    Then  the 

cost  can  be  determined  by  following  the  method  outlined/' 
tssumed  prices  for  illustration:    Cement  at  $1.40  per  bbl  delivered.     4  in  brick  at 

per  M,  f.  o.  b.  factory.  Sand  at  $1  per  ton  delivered,  at  8000  lb  per  cu  yd.  Broken 
re,  $1.25  per  ton  delivered,  at  2600  lb  per  cu  yd.  Haul  for  brick,  1H  miles  at  30 
ts  per  ton-mile. 

assumed  proportions:  Base,  4  in,  1:8:6  concrete,  requiring  per  cu  yd  1  bbl 
lent,  0.45  cu  yd  sand  and  0.95  cu  yd  stone. 

it  of  Concrete  Base:  Per  Cu  Yd  Per  Sq  Yd 

tanent $1,400 

and  8000  X^X  $1.00  - 0.675 

2000 

tone2600X^£x$1.26  - 1.544 

2000 

v'ater 0. 100 

fixing,  placing  and  finishing 0 .  650 

9)  $4. 369 (     $0,485 

rr  op  Brick:  Per  Ton  Per  Sq  Yd 

trick  f.  o.  b.  factory  at  $14.00  per  M $2.80      $0,560 

Teight 0.60        0.120 

tailing,  1H  mile  at  80  cents 0.45        0.090 

<aying  and  rolling 0 .  080 

$0,850 

it  op  Grouting: 

fement  grout  filler,  1  bbl  cement  +  1  bbl  sand  grouts, 
26  sq  yd,  4  in  brick. 

25SqYd 

bbl  cement $1 .400 

bbl  sand 0.222 

26)$1.622(     $0,065 

fixing  and  applying :  0 .  040 

0.105 

/BRING  AND  CURING:  0.005 


TAL $1,445 

17.    Special  Forms  of  Brick  Paving 

Hillside  Brick.  The  special  form  known  as  hillside  brick  has  recently 
ne  on  the  market  in  response  to  a  demand  for  reduced  slipperiness  in 
ck  pavements  on  grades.  The  hillside  brick  is  the  ordinary  paving 
ck  with  one  of  the  longest  edges  in  the  face  exposed  to  traffic  chamfered 
or  with  grooves  in  its  wearing  face. 

The  Chamfered  Brick  are  laid  as  usual  except  that  care  is  taken  to 
ve  this  chamfered  edge  always  placed  down  grade,  and  next  to  the  square 
je  of  the  brick  adjacent.  After  the  joints  have  been  filled  with  cement 
>ut  in  the  ordinary  manner,  the  joint  filler,  just  before  it  is  set  hard,  is 
noved  from  the  chamfered  space  by  means  of  stiff  brooms,  and  a  fairly 
jp  groove  is  thus  left  across  the  pavement  on  the  up-hill  side  of  each 
irse.  The  ridged  or  corrugated  pavement  thus  presented  to  the  traffic 
less  slippery  than  the  ordinary  smooth  pavement  with  completely  filled 
nent  joints. 
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Grooved  Buck.  A  novel  type  of  hillside  brick  was  laid  in  Toronto  in 
1914.  It  is  described  (22a)  as  "combining  the  distinctive  features  of  the 
ordinary  wire-cut-lug  brick  with  two  transverse  grooves,  about  3  in  apart, 
on  the  wearing  surface,  designed  to  give  horses  a  foothold  on  steep  grades. 
The  bricks  are  laid  longitudinally  with  the  street.  Joints  are  broken  on 
each  brick  so  that  instead  of  extending  in  lines  across  the  entire  width  of  the 
street,  as  in  the  case  with  ordinary  hillside  brick,  each  groove  is  no  longer 
than  the  width  of  the  brick.  This  affords  shoe-calks  opportunity  to  get 
a  grip  almost  anywhere. '  However,  as  the  grooves  are  broken  at  short 
intervals,  broad  tires  bridge  them  on  alternate  courses  of  brick  and  roll 
over  the  pavement  without  experiencing  an  appreciable  jolt. 

"None  of  the  hillside  brick  was  laid  in  courses  at  right  angles  to  the  curb,  but  they 
-were  laid  obliquely  across  the  street,  a  method  necessitated  by  laying  the  brick  longi- 
tudinally in  the  direction  of  the  length  of  the  street.  The  pavement  has  a  6-in  concrete 
foundation  and  a  lj^-in  sand  bed,  with  cement-grout  filler  mixed  1  to  1.  Grouting 
was  begun  at  the  foot  of  the  grade,  as  otherwise  the  thin  grout  would  have  flowed 
down  the  longitudinal  joints  and  overflowed  the  lower  part  of  the  pavement.  Small 
quantities  of  grout  by  the  shovelful  were  poured  at  a  time,  and  the  surplus  was  quickly 
brushed  forward  up  the  grade.  The  final  course  of  grout  was  squeegeed  until  the 
surface  of  the  joints  was  full,  flush  with  the  pavement,  care  being  taken  to  keep  the 
joints  full  until  the  setting  began.  After  the  final  course  of  filler  began  to  set,  the 
transverse  grooves  in  the  brick  were  brushed  out  with  wire  brooms.  The  brushing  was 
not  really  necessary,  as  the  grout  in  the  grooves  wears  out  under  the  impact  of  horses' 
shoe-calks,  but  the  process  made  the  grooves  serviceable  at  once."    See  also  (81b). 

Nose  Brick  axe  brick  of  a  special  form  for  fitting  against  the  heads  of 

street-car  rails.     They  are  like  ordinary  paving  brick  except  that  at  one 

end  the  corner  of  the  upper  side  is  rounded  off  into  an  ogee  curve,  so  as 

to  permit  the  end  of  the  brick  to  go  up  against  the  web  of  the  rail  and  the 

surface  of  the  brick  to  be  close  to  the  head  of  the  rail  near  the  top,  thus 

enabling  a  tighter  joint  to  be  made  between  the  paving  and  the  rail.     This 

result  is  similarly  attained  by  the  use  of  special  filler  brick,  made  with 

chamfered  edges,  of  the  proper  thickness  to  permit  the  brick  to  be  placed 

in  the  area  between  the  web  of  the  rail  and  the  plane  of  the  outside  of  the 

head,  so  that  the  ordinary  brick  may  then  abut  against  the  head  of  the 

rail  and  the  outside  face  of  the  filler  brick.     On  the  inside  of  the  T-rail,  where 

a  flange-way  must  be  provided  for  the  street-car  wheels,  filler  brick  are 

provided  for  occupying  the  area  between  the  web  and  the  plane  on  the 

inside  of  the  head  of  the  rail,  and  then  a  special  form  of  brick  similar  to 

hillside  brick,  and  having  one  chamfered  edge,  are  laid  lengthwise  as  runners 

next  to  the  filler  brick.     A  channel  for  the  street-car  flanges  is  thus  provided, 

the  inner  side  of  which  is  sloping  instead  of  vertical,  enabling  narrow  tired 

vehicles  to  avoid  being  held  by  this  channel.     The  proper  construction  of 

a  brick  pavement  in  connection  with  street-car  tracks   is    an  extremely 

important  and  difficult  matter.     The  area  of  greatest  weakness  in  brick 

pavements  is  usually  a  narrow  one  along  the  street-car  rails,  and  this 

weakness  appears  to  be  occasioned  by  the  usual  difference  in  rigidity  between 

the  street-railway  construction  and  that  of  the  brick  pavement,  together 

with  a  usual  lack  of  precaution  against  the  entrance  of  water  at  this  point 

to  the  interior  of  the  pavement  construction,  or  the  difficulty  of  maintaining 

the  proper  degree  of  imperviousness  in  the  pavement  within  this  area. 

Any  entrance  of  water  along  the  rail  will  sooner  or  later  affect  the  position 

of  the  sand  cushion  under  the  pavement  or  even  the  foundations  and  then 

the  pavement  itself.     The  filling  of  the  irregular  area  between  the  web  of 

the  rail  and  the  vertical  planes  passing  thru  the  outsides  of  the  head  ' 

the  rail  is  a  most  difficult  matter,  and  various  expedients  have  been  tri 
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Filling  this  area  with  mortar  or  concrete  is  usually  most  difficult  if  not 
impracticable.  The  filler  brick  above  mentioned  seem  to  be  an  improve- 
ment, but  their  rigidity,  and  that  of  the  mortar  used  with  them,  frequently 
results  in  the  cracking  of  this  filler  where  the  rail  is  not  sufficiently  rigid 
under  the  loads  coming  on  it,  and  such  cracking  permits  the  entrance  of 
moisture  or  the  escape  of  the  sand  cushion.  In  Baltimore,  it  has  been  the 
practice  to  use  wooden  plank  of  the  proper  thickness  to  fill  these  spaces,  bat 
it  is  difficult  to  secure  tight  joints  in  the  plank  around  the  fish  plates,  tie 
rods,  bonds,  etc.  The  usual  concentration  of  the  effects  of  traffic,  on  the 
strip  of  the  pavement  immediately  adjacent  to  the  rail,  demands  the  great* 
est  possible  precautions  and  the  best  possible  work  on  this  portion  of  the 
pavement  if  uniformity  of  the  pavement  surface  is  to  be  had  in  service. 
See  Sect.  23.  Vitrified  brick  or  other  blocks  are  frequently  used  in  one 
or  two  lines  as  runners  along  the  rails  of  street-car  tracks  where  a  bitu- 
minous pavement  is  used  for  the  balance  of  the  roadway,  because  of  the 
difficulties  of  constructing  and  maintaining  a  proper  continuity  in  the 
bituminous  pavement  if  brought  against  the  head  of  the  rail.  Where  the 
car  track  construction  is  of  a  high  character,  the  use  of  brick  or  similar 
smooth  blocks  gives  satisfaction,  but  if  the  car  track  construction  is  what 
might  be  called  flimsy  and  unsubstantial  or  lacks  rigidity  under  the  vehicles 
using  it,  the  relatively  small  mass  of  the  brick  does  not  seem  to  be  sufficient 
to  permit  it  to  give  the  satisfactory  results  desired.  In  such  cases,  the 
brick  even  become  displaced,  the  joints  open  and  water  is  permitted  to 
enter  the  pavement  at  this  joint.  This  results  in  more  rapid  deterioration 
of  the  roadway  surface  as  a  whole.  In  such  cases  of  inferior  construction 
of  car  tracks  in  the  pavement,  the  use  of  brick  or  similar  small  smooth 
blocks  should  be  avoided,  and  larger  blocks,  such  as  stone  paving  blocks, 
should  be  used  instead,  in  order  to  secure  the  utmost  advantage  to  be  had 
from  their  greater  inertia  and  ability  to  resist  displacement. 

Bituminized  Brick  were  laid  on  Stark  Street,  Portland,  Oregon,  in  1893. 
The  brick  had  been  boiled  in  coal  tar  before  being  laid,  and  this  section  of 
pavement  remained  in  service  for  17  years.  In  1906,  nose  brick,  which 
had  been  boiled  in  asphalt,  were  laid  along  the  street-railway  tracks  in 
Los  Angeles,  and  in  1912,  a  small  area,  at  the  corner  of  Second  and  Market 
Streets,  San  Francisco,  was  laid  with  similar  material.  Adjoining  this 
latter  area,  sections  of  basalt  block  and  sheet-asphalt  were  laid.  It  is 
claimed  that  the  treated  brick  showed  less  wear  after  2  years'  use  than 
either  of  the  other  sections.  Similar  pavements  of  brick  soaked  or  boiled  in 
bituminous  material,  have  been  laid  in  Nashville  and  Chattanooga,  Tenn. 
The  treatment  of  the  brick  in  the  above  cases  was  more  or  less  crude  and 
caused  the  bituminous  material  to  penetrate  only  from  3^  to  ^  in  below 
the  surface.  The  recently  developed  treatment  causes  a  much  more  thore 
impregnation  of  the  brick  and  saturates  the  brick  with  from  6%  to  15% 
of  its  weight  with  bitumen.  The  treatment  seems  to  increase  the  imper- 
viousness  of  the  brick,  improve  the  adhesion  of  any  bituminous  filler  used 
in  the  joints,  reduce  the  noisiness  and  slipperiness  of  the  pavement,  and 
increase  the  sanitariness  of  the  pavement.  More  important,  however, 
than  any  of  these  facts  is  apparently  the  effect  on  the  wearing  qualities  of 
the  brick.  A  remarkable  reduction  in  the  loss  under  the  rattler  test  is 
apparently  secured.     Perhaps  the  most  noticeable  result  is  the  tremendous 

i-fiase  m  uniformity  of  loss  among  the  individual  brick  when  they  have 

properly  bituminized.     Table  VIII  shows  the  results  of  some  tests 

by  R.  W.  Hunt  <fc  Co.,  on  brick  both  treated  and  untreated.    In 
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Table  VIII. — Comparative  Tests  of  Shale  and  Clay  Brick,  Treated  and 

Untreated  with  Bituminous  Material 


Made 
From 

Weight  Before 
Test  in  Lb 

Weight  After 
Test  in  Lb 

Percent  Loss 
in  Weight 

Brick 

Before 
Treat- 
ment 

After 
Treat- 
ment 

Before 
Treat- 
ment 

After 
Treat- 
ment 

Before 
Treat- 
ment 

After 
Treat- 
ment 

Terre  Haute 

Shale 

Shale 

Fire  Clay 

and  Shale 

Shale 

Shale 
Shale 
Shale 

60.66 
46.60 

46.26 
48.66 

49.76 
47.96 
60.03 

66.76 
48.97 

47.49 
61.33 

64.60 
49.94 
64.63 

23.64 
17.69 

31.32 
36.77 

80.18 
84.32 
38.26 

48.37 
42.76 

40.98 
44.60 

47.24 
43.48 
48.28 

68.34 
61.96 

30.79 
24.42 

39.34 
28.43 
28.66 

14.77 
12.70 

Mack  Manufacturing  Co. 

Jamestown  Shale  Paving 
Co 

13.71 
13.81 

18.48 

Hocking  Valley  Brick  Co. 
Metropolitan  Block. . . . 

12.94 
11.46 

Note:  In  each  case  ten  bricks  were  usedt  6  treated  and  6  untreated.  Weight  of 
abrasive  material  as  follows:  Small  shot,  226  lb;  large  shot,  76  lb.  Number  of  rev- 
olutions, 1800  at  rate  of  30  rev  per  min.  Each  brick  weighed  separately  before  and 
after  test. 

each  case,  bricks  of  the  same  quality  and  from  the  same  batch  were  used 
in  the  comparative  tests  and  were  in  all  cases  seconds.  It  will  be  seen 
that  while  the  rattler  loss  of  the  untreated  brick  runs  from  23  to  over  60%, 
that  of  the  treated  brick  runs  between  11.4  and  14.8%.  The  uniformity  of 
the  brick  under  wear  (see  Art.  8)  seems  therefore  tremendously  increased. 
Further,  the  tests  apparently  show  that  a  brick  which  has  not  been  burned 
to  the  ordinary  degree  of  vitrification  can  be  made,  by  this  treatment, 
to  give  an  abrasion  loss  lower  than  ordinarily  specified  for  the  best  grade 
of  vitrified  brick.  Apparently  the  impregnating  bitumen  by  its  adhesive- 
ness prevents  the  brick  from  losing  particles  which  would  break  off  the 
untreated  brick,  and  thus  perhaps  cushions  the  cell  walls  of  the  brick  so 
aa  to  greatly  increase  their  resistance  against  breaking  down  under  shock. 
From  the  manufacturers'  point  of  view,  the  treatment  will  apparently 
enable  the  burning  of  the  brick  to  be  stopped  at  a  considerably  lower  point 
than  is  now  necessary  for  the  No.  1  pavers,  and  further  enable  the  dispos- 
ing of  practically  all  of  each  burning  as  No.  1  pavers,  instead  of  only 
from  60  to  70%  as  is  usually  the  case.  Apparently  a  great  improvement 
of  even  the  best  vitrified  brick  pavement  is  offered  by  bituminizing  brick. 
If,  after  more  thoro  trial,  the  pavement  shall  fulfill  the  promise  held  out  by 
the  experience  to  date,  a  wider  field  will  be  opened  for  such  pavement  and 
many  of  the  now  existing  objections  to  vitrified  brick  pavements  will  be 
removed. 

The  Manufacture  of  Bituminized  Brick  is  described  as  follows:  The  burning  as 
ordinarily  conducted  is  stopped  2  or  3  days  sooner  than  for  vitrified  pavers.  The 
brick  are  then  cooled  down  to  a  handling  temperature  and  run  into  a  tight  cylinder. 
A  vacuum  of  26  in  is  produced  in  the  cylinder  while  the  brick  are  at  a  temperature 
of  approximately  177°  C  (360°  F).  The  bituminous  material,  in  the  meantime  having 
been  heated  in  a  tank,  is  now  discharged  into  the  cylinder,  filling  it  to  a  point  above 
the  brick,  where  a  pressure  of  approximately  160  lb  per  sq  in  is  produced  and  main- 
tained from  1  to  3  hr.  The  cylinder  is  then  drained,  all  surplus  bituminous  material 
being  returned  to  the  tank.  The  brick  are  then  transferred  to  an  annealing  chamber 
and  allowed  to  cooL    It  is  claimed  that  the  process  produces  a  uniform  impregnate 
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Vitrified  Cubes.  In  the  effort  to  reduce  the  first  cost  of  vitrified  bride 
pavements,  J.  Y.  McClintock,  County  Engineer  of  Monroe  County,  N.  Y„ 
in  1908  began  experimenting  in  the  use  of  artificial  cubes  made  from  local 
clays  and  shales  in  the  same  manner  as  the  ordinary  vitrified  paving  brick. 
These  cubes  were  2  or  23^  in  each  way,  and  were  laid  on  various  kinds  of 
foundations  with  a  sand  cushion  under  the  cubes.  Experiments  with 
cubes  of  other  materials  were  made  contemporaneously.  The  vitrified 
clay  and  shale  cubes  in  these  experiments  have  been  remarkably  successful 
under  the  local  traffic  conditions.  The  joint  filler  used  was  in  some  cases 
sand  or  sandy  loam;  in  some,  cement  grout;  and  in  other  cases,  bituminous 
cement  was  used.  The  cubes  were  laid  in  different  ways,  in  some  cases, 
individually  by  hand;  in  some  cases,  from  pallets  containing  from  124  to 
144  cubes  each;  and  in  other  cases,  they  were  simply  loosely  spread  and 
raked  into  place.  It  was  found  that  too  great  a  variation  in  the  depth 
of  the  sand  cushion  was  as  undesirable  as  in  the  case  of  vitrified  brick. 
Too  wide  joints  permitted  the  removal  of  a  sandy  filler  by  fast  moving 
automobile  traffic,  resulting  in  excessive  spelling  and  wear  along  the  joint 
lines.  In  the  latter  case,  improvement  was  had  by  the  use  of  a  bituminous 
material  over  the  pavement  after  the  surface  had  been  cleaned  off  and 
the  sandy  material  in  the  joints  removed  to  a  moderate,  but  uniform,  depth 
below  the  surface  of  the  cubes.  It  was  further  found  that  the  edge  of  the 
cube  pavement  could  be  successfully  held  by  a  macadam  shoulder,  thus 
enabling  a  gradual  transition  from  the  hard  surface  of  the  road  to  the 
earth  shoulder  outside,  and  the  prevention  of  ruts  along  the  edges  of  the 
harder  pavement.  The  cube  pavement  seems  to  be  sufficiently  flexible 
under  frost  action  to  make  it  well  suited  for  a  surfacing  with  a  macadam 
base,  and  to  give  a  surface  that  is  very  satisfactory  in  both  wet  and  dry 
weather  for  traffic.  Furthermore,  as  it  can  be  laid  early  and  late  in  the 
working  season  and  easily  patched,  it  seems  to  have  important  advantages. 
The  resistance  to  wear  of  these  vitrified  cube  pavements  has  been  admirable, 
and  when  laid  on  a  concrete  foundation  and  with  grouted  joints,  they  hare 
worn  very  well  under  heavy  motor  traffic  and  medium  team  traffic.  When 
laid  on  a  macadam  base  with  fairly  wide  sand  joints,  they  stand  well  under 
moderate  traffic.  When  so  laid  with  a  sand  filler  and  superficially  coated 
with  bituminous  material,  they  have  stood  considerably  heavier  traffic 
The  indications  are  that  a  well  burned  vitrified  shale  cube  laid  on  a  concrete 
foundation  with  cement  grouted  joints  will  stand  satisfactorily  the  traffic 
on  all  but  a  few  of  the  most  heavily  travelled  country  roads. 

The  cost  of  the  first  vitrified  cube  pavements  on  an  old  macadam  base 
was  reported  in  1909  as  SI.  17  per  sq  yd.  The  cost  at  the  plant  was  $3.20 
per  thousand  for  the  cubes,  or  71  cents  per  sq  yd,  while  it  is  estimated  that 
it  would  be  possible  to  reduce  this  cost  50%  by  more  efficient  methods  in 
burning  and  handling  the  cubes.  In  1913,  an  actual  reduction  in  the  cost 
of  the  cubes  to  $2.50  per  thousand  or  55  cents  per  sq  yd,  was  accomplished. 
The  freight  on  the  cubes  from  the  plant  was  11  cents  per  sq  yd,  or  the  cost 
delivered  was  66  cents  per  sq  yd,  as  against  85  to  90  cents  per  sq  yd  for  ordinary 
paving  brick.     See  (37). 

MAINTENANCE 

18.  Methods  of  Maintenance 

The  maintenance  of  a  properly  built  brick  pavement  should  be  so  slight 

~dly  to  justify  extended  discussion  of  the  subject.    By  maintenance 

understood  no  consideration  of  th*  rimming  if  the  surface.    This 


Art.  18  Methods  of  Maintenance  1145 

cleaning,  while  as  important  in  the  case  of  brick  pavements  as  in  any  others, 
is  a  separate  subject  and  fully  discussed  under  its  proper  head  (see  Sect.  22). 
The  maintenance  proper  of  a  brick  pavement  will  consist  of  restoring  the 
uniformity  of  its  surface  or  correcting  defects  resulting  from  faults  in  the 
construction.  From  one  cause  or  another;  an  individual  brick  in  the  sur- 
face may  prove  to  be  or  become  defective  and  immediately  defects  in  the 
surrounding  area  appear  and  grow  rapidly.  The  removal  of  the  defective 
brick  or  bricks  and  their  replacement  by  suitable  bricks  with  a  concen- 
trated view  to  securing  the  greatest  possible  homogeneity  and  uniformity 
of  the  entire  surface  should  be  had  as  promptly  as  possible.     . 

The  Expansion  Joints  may  need  some  attention  in  order  that  the  elastic 
material  in  them  shall  remain  everywhere  even  with  and  protecting  the 
edges  of  the  bricks  adjoining  the  joint.  Also,  in  case  cracks  appear  in 
the  pavement,  these  opportunities  for  water  to  reach  the  interior,  with 
probable  resultant  damage,  should  be  promptly  and  finally  closed  by  filling 
them  with  melted  bituminous  cement  of  proper  character. 

The  Wearing  Down  of  the  Surface  of  a  well  built  vitrified  brick  pavement 
is  such  a  slow  matter  that  its  end  of  life  on  this  line  is  beyond  contempla- 
tion. The  disintegration  of  individual  bricks  in  the  pavement  is  another 
matter  and  not  by  any  means  infrequent.  The  deterioration  of  consider- 
able areas  with  a  resulting  damage,  even  to  the  point  of  a  just  condemna- 
tion of  the  whole  pavement,  is  rapid  if  neglect  is  accorded  the  first  symptoms 
of  such  a  process  taking  place. 

Bituminous-Filled  Brick  Pavements  have  sometimes  given  excellent 
service  with  slight  maintenance  expenditures  for  many  years  until  they 
have  become  objectionable,  under  the  local  conditions,  for  the  reason  of 
their  then  excessive  noisiness  due  to  the  badly  worn-off  upper  edges  of  the 
brick.  Some  such  pavements  have  then  been  taken  up  and  the  same 
brick  relaid  bottom  up  with  satisfactory  results.  This  might  be  considered 
Maintenance.  It  would  be  impracticable  in  cases  where  cement  grout  has 
been  originally  used  for  the  joint  filler. 

Replacing  Brick  Paring  After  Refilling  Excavations  (45).  "In  making  the  cut 
thru  the  pavement,  .alternate  bricks  will  sometimes  be  broken  in  the  middle,  leaving 
a  series  of  broken  bricks  along  the  edge  of  the  cut.  These  half  bricks  must  be  toothed 
out  with  a  chisel  so  that  none  but  whole  bricks  remain.  It  is  then  possible  to  break 
joints  in  patching.  A  patch  which  does  not  dove-tail  into  the  original  pavement,  but 
leaves  a  long  straight  longitudinal  joint  between  patch  and  pavement,  cannot  be 
too  strongly  condemned.  A  long  handled  18-in  chisel  is  the  best  instrument  to  use 
in  making  the  original  cut  in  a  pavement.  After  an  opening  has  been  broken  with  a 
maul,  the  chisel  can  be  used  to  cut  and  pry  out  each  brick  separately,  making  a  cleaner 
opening  and  facilitating  the  patcher's  job.  Matching  brick  for  the  patch  is  an  im- 
portant matter.  If  the  color  and  size  coincide  with  the  original  pavement,  the  patch 
wfll  be  scarcely  noticeable.  The  brick  should  be  carefully  measured  in  matching  for 
size.  .  Where  the  new  brick  are  a  hairbreadth  thicker  than  the  old  ones,  the  courses 
are  thrown  out  of  series  and  good  joints  are  impossible." 

Removing  and  Cleaning  Brick  by  Compressed  Air  Power  (25).  "The  equipment 
used  for  this  work  consisted  of  a  16-HP  Sullivan  Class  W-K-3,  portable,  single  stage 
air  compressor,  the  compressor  being  operated  by  a  gasoline  engine,  mounted  on 
the  same  truck  with  the  compressor  and  operating  the  compressor  thru  a  gear  and 
pinion.  This  outfit  furnished  compressed  air  for  a  Sullivan  DA-15,  25  lb  plug  drill, 
and  a  Sullivan  DB-18  hand  bushing  tool  equipped  with  bits  like  that  on  a  cold  chisel. 
The  larger  of  the  two  tools  is  used  for  tearing  up  the  brick,  and  the  smaller  for  cleaning 
the  old  mortar  and  grout  from  them.  With  the  plug  drill  one  man  can  remove  4  sq 
ft  of  pavement  in  15  or  20  min,  taking  the  bricks  up  either  one  brick  at  a  time  or 
several,  as  desired.  When  doing  this  work  by  hand,  the  workmen  were  frequently 
obliged  to  break  several  bricks  which  were  perfectly  good,  in  order  to  get  out  one 
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bo  that  the  loss  was  considerable.  Before  the  purchase  of  this  outfit  the  cost  of 
ing  and  cleaning  bricks  by  hand  was  $24  per  M  and  a  crew  of  10  men  was  able  to 
handle  1000  bricks  per  day.  The  detailed  cost  of  operating  the  compressor  and  drill 
outfit  was  as  follows: 

1  Compressor  engineer $3 .  00 

7  Gal  of  gas  at  18  cents 1 .26 

4  Operators  at  $1.85 7.40 

Lubricating  oil 0.26 

Total  cost  per  day $11 .91 

"  The  above  does  not  include  interest  or  depreciation.  Crowley  estimates  that  about 
2000  bricks  are  removed  and  cleaned  in  8  hr  with  the  two  tools.  This  brings  the 
cost  of  taking  up  and  cleaning  to  $5.96  per  M  bricks.  On  work  done  with  this  outfit 
in  1914  a  crew  of  40  men  was  cut  down  to  18  men.  It  is  estimated  that  this  outfit 
pays  for  itself  on  every  100  000  bricks  taken  up  and  cleaned.  Savings  included  labor 
on  the  brick,  saving  in  the  sand  cushion,  saving  in  time  in  making  the  bed  under  the 
brick  and  in  laying  the  brick.     Cement  and  grouting  are  also  saved." 

19.    Bituminous  Carpets 

The  effort  has  been  made  to  reduce  the  noise  and  slipperiness  of  some 
brick  pavements  as  well  as  to  lengthen  their  life  under  traffic  by  applying 
to  their  surfaces  a  carpet  composed  of  bituminous  cement  and  sand  or 
gravel.  Some  of  these  experiments  have  been  fairly  successful  while  others 
have  been  quite  the  opposite.  The  obstacles  to  success  seem  to  be  mainly 
those  of  securing  proper  adhesion  of  the  carpet  to  the  brick  surface  and 
of  securing  such  a  proper  body  to,  or  cohesion  in,  the  carpet  it-self,  as  will 
enable  it  to  resist  successfully  the  tendencies  of  the  traffic  to  strip  the 
carpet  from  the  pavement  or  to  disintegrate  it.  If  the  carpet  is  to  be 
successful,  it  must  be  able  to  resist  to  the  last  the  tendency  to  peel  off  the 
brick  surface,  and  it  must  have  sufficient  body  to  resist  the  disintegrating 
effect  of  the  traffic  which  tends  to  push  it  into  waves,  or  to  crumble  it  into 
a  loose  mass.  It  is  evident  from  the  experiments  that  have  been  made 
that  there  is  a  limit  to  the  amount  of  traffic  which  any  such  carpet  can 
successfully  withstand,  and  the  attempt  to  provide  a  bituminous  carpet 
on  a  brick  pavement,  should  not  be  made  where  the  severity  of  the  traffic 
is  greater  than  a  certain  degree.  At  the  present  time,  it  is  impossible  to 
express  this  limited  degree  of  severity  of  traffic  in  formulas  or  figures. 
Aside  from  the  adhesive  and  cohesive  qualities  of  the  bituminous  cement 
itself,  the  composition  of  the  carpet  and  its  thickness  have  much  to  do 
with  its  resistance  to  disintegration  under  traffic.  For  instance,  considering 
that  a  sheet-asphalt  pavement  is  a  carpet,  there  is  no  reason  why  it  could 
not  be  laid  on  a  brick  pavement  as  a  foundation,  and  its  ability  to  withstand 
traffic  when  so  laid  would  be  equal  to  the  ordinary  ability  in  this  direction 
of  any  sheet-asphalt  pavement  properly  proportioned  and  properly  laid. 
On  the  other  hand,  it  is  evident  that  a  very  thin  carpet  composed  of  the 
same  asphaltic  cement  and  sand  would  be  least  resistant  under  the  some 
traffic.  Between  these  two  extremes  may  be  expected  to  be  found  various 
mixtures  and  thicknesses  suitable  for  different  degrees  of  traffic.  The 
adherence  of  carpets  to  brick  pavements  seems  to  be  more  satisfactory 
in  cases  where  they  are  placed  on  pavements  with  bituminous  joints  tJi>^ 
in  those  oases  where  a  cement  filler  has  been  used  in  the  joints.  It  would 
probably  be  greatest  on  bituminized  brick  (see  Art.  17).     See  (28). 


Art.  20  Bibliography  1147 

20.    Bibliography 

BOOKS 

1.  Ago,  T.  R.    The  Construction  of  Roads  and  Pavements,  Chap  10,  Vitrified  Brick 

Roads  and  Pavements,  McGraw-Hill  Book  Co. 

2.  Aitken,  T.     Road  Making  and  Maintenance,  Chap.    13,  Brick   Pavements   for 

Carriageways,  Chas.  Griffin  &  Co. 

5.  Baker,  I.  O.     Roads  and  Pavements,  Chap.  14,  Brick  Pavements,  John  Wiley 

&Sons. 
4.  Blanchard,  A.  H.  and  Drowne,  H.  B.    Highway  Engineering,  Chap.  18,  Brick 
Pavements,  John  Wiley  &  Sons. 

6.  Byrne,  A.  T.    Highway  Construction,  Chap.  6,  Brick  Pavements,  John  Wiley 

&Sons. 
ft.  Gillette,  H.  P.    Handbook  of  Cost  Data,  Sect.  4,  Roads,  Pavements  and  Walks, 
Myron  C.  Clark  Pub.  Co. 

7.  Harqer,  W.  G.  and  Bonney,  E.  H.     Handbook  for  Highway  Engineers,  Chap. 

10,  Cost  Data  and  Estimates,  McGraw-Hill  Book  Co. 

8.  Tillson,  G.  W.    Street  Pavements  and  Paving  Materials,  Chap.  9,  Brick   Pave- 

ments, John  Wiley  &  Sons, 
t.  Waring,  Jr.,  G.  E.    Street  Cleaning,  Chap,  12,  Street  Railroads,  Doubleday 
&  McClure  Co. 
1ft.  Wheeler,  H.  A.    Vitrified  Paving  Brick,  T.  A.  Randall  &  Co. 

PERIODICAL,  LITERATURE 

11.  Allen,  F.  W.    Brick  Highways  in  King  County,  Wash.,  Mun.  Jour.,  Dec  3, 1914, 

p.  795. 

12.  Am.  Soc.  C.  E.    Spec.  Com.  Mat.  Road  Cons,     (a)  1916  Rep.,  Proc.  Dec,  1916, 

p.  2742;  (b)  1917  Rep.,  Proc  Dec,  1916,  p.  1638;  (c)  1918  Rep.,  Proc  Dec, 
1917,  p.  2327. 

13.  Am.  Soc.  Mun.  Imp.    Specifications  for  Brick  Pavements,  Proc  1913,  p.  274; 

1914,  p.  521;  1915,  p.  518;  1916,  p.  644. 

14.  Am.  Soc.  Test.  Mat.    Standard  Specifications  for  Paving  Brick,  1916  Standards, 

p.  475. 

15.  Bell,  R.  L.    Brick  Monolithic  Construction  of  County  Highways,  Eng.  &  Cont., 

Oct.  6,  1915,  p.  268. 

16.  Bilger,  H.  E.    The  Price  of  a  Road,  Am.  City,  T.  A  C.  Ed.,  May,  1915,  p.  400. 

17.  Bilger,  H.  E.  and  Tucker,  J.  I.    A  Proposed  Construction  to  Reduce  the  Cost 

of  Brick  Roads,  Eng.  &  Cont.,  May  5,  1915,  p.  406. 

18.  Bingham,  C.  A.     Detailed  Cost  of  Constructing  2070  Sq  Yds  of  Brick  Pavement 

at  Carlisle,  Pa.,  Eng.  &  Cont.,  Feb.  2,  1915,  p.  106. 
1ft.  Blackburn,  W.  T.    Brick  Road  Built  Monolithic  at  Paris,  111.,  Eng.  Rec,  July 

10,  1915,  p.  54. 
2ft.  Breed,  H.  E.    Brick  Streets  and  Roads,  Good  Roads,  March  4,  1916,  p.  117. 

21.  Briddell,  Y.     Road  Construction  in  Florida  with  Brick  Laid  flat,  Eng.  &  Cont., 

March  19,  1913,  p.  313. 

22.  Churchill,  F.  A.     (a)  Brick  Pavement  Experience  in  Toronto,  Ont.,  Eng.  News, 

Jan.  28, 1915,  p.  168;  (b)  Brick  Pavements  on  Old  Gravel  Foundation  for  Portion 
of  the  Lincoln  Highway,  Eng.  &  Cont.,  June  16, 1915,  p.  546;  (c)  Green  Concrete 
Base  for  Brick  Pavements,  Better  Roads,  Oct.  15,  1915,  p.  21. 

23.  COTTINGHAM,  W.  P.    Some  Costs  of  Brick  Pavement  and  of  Concrete  Base  at 

Gary,  Ind.,  Eng.  &  Cont.,  Aug.  4,  1915,  p.  88. 

24.  Crosby,  W.  W.    Brick  and  Stone  Block  Paving,  Mun.  Jour.,  Jan.  2,  1913,  p.  21. 

25.  Cummings,  C.  G.     Cleaning  Paving  Brick  by  Compressed  Air  Power,  Eng.  &  Cont., 

March  7,  1917,  p.  234. 

26.  Dependable  Highways,  Staff  Art.     Method  of  Calculating  Cost  of  Surfacing 

Road  with  Vitrified  Brick,  Feb.,  1917,  p.  19. 

27.  Duck,  A.  D.    Some  Brick  Paving  Lessons  in  Overcoming  Faults  of  Original 

Designs,  Greenville,  Tex.,  Eng.  &  Cont.,  Nov.  17,  1915,  p.  882. 
28*  DuTTON,  E.  R.    Bituminous  Surfaces  on  Brick  Pavements  at  Minneapolis,  Minn 
Eng.  Rec,  Feb.  15, 1913,  p.  195. 


1148  Brick  Pavements  8ect-  20 

29.  Eldriqb,  M.  O.    Brick  Roads,  Good  Roods,  March,  1906,  p,  119. 

SO.  Eng.  &  Cont.,  Editorials,  (a)  Brick  Roads  upon  Sand-Base,  an  Old-New  Method 
of  Construction,  Oct.  27,  1915,  p.  321;  (b)  Mortar  Beds  and  Brick  Laid  Flat, 
Oct.  27, 1915,  p.  321.  Staff  Arts,  (c)  The  Development  of  Street  Pavements  aad 
Road  Construction  as  Shown  by  Patents  Granted  by  U.  S.  Government,  Nov. 
8,  1911,  p.  487;  (d)  Some  Notes  on  Methods  and  Costs  of  Grouting  Brick  Pave- 
ments, Oct.  20,  1915,  p.  302;  (e)  Brick  Road  Construction  Upon  a  Sand-Base  is 
Hillsborough  County,  Fla.,  Oct.  27,  1915,  p.  383. 

91.  Eng.  News,  Editorial,  (a)  Mortar  Beds  for  Brick  and  Stone  Pavements,  Aog. 
5,  p.  273  and  Nov.  4,  1915,  p.  899.  Staff  Art.  (b)  Brick  and  Concrete  HiDskk 
Pavements  in  Birmingham,  Dec.  16,  1915,  p.  1164. 

99.  Eng.  Rbc.,  Editorials,  (a)  Cracking  of  Brick  Pavements,  July  3,  1915,  p.  I; 
(b)  Monolithic  Brick  Pavements,  July  17, 1915,  p.  64.  Staff  Art.  (c)  Test  of 
Wire-Cut  and  Repressed  Paving  Brick,  May  80,  1914,  p.  607. 

39.  Good  Roads,  Editorial.    Standard  Practice  in  the  Construction  of  Block  Pave* 

ments,  Aug.  7,  1915,  p.  78. 
34.  Green,  R.  M.    An  Investigation  of  the  Toughness  of  Paving  Brick  as  Determined 

by  the  Page  Impact  Machine,  Manuscript,  1916,  Davis  Library  of  Highway  Eng. 
99.  Greenough,   M.  B.     (a)    Monolithic  Construction  of  Brick  Pavements,   Man. 

Jour.,  March  16,  1916,  p.  369;  (b)  A  Study  of  Cushions  for  Pavements  of  the 

Block  Type,  Better  Roads,  May,  1916,  p.  11;  (c)  The  Real  Sources  of  Trouble 

of  Brick  Pavements,  Better  Roads,  Feb.,  1917,  p.  56. 
89.  Groves,  J.  D.,  Marsh,  F.  B.  and  Price,  C.  E.    The  New  Road  Around  Ashokaa 

Reservoir,  Jour.  Mun.  Engrs.,  Feb.,  1916,  p.  162. 

97.  Hargbr,  W.  G.    Small-Cube  Pavements  in  Monroe  County,  N.  Y.,  Eng.  Ree* 

Dec  6, 1918,  p.  624. 

98.  Hinklb,  H.  H.     Concentrated  Pressure  Causes  Many  Pavement  Failures,  Eng. 

News-Rec.,  Dec.  6,   1917,  p.   1057. 

99.  Hoffman,  R.    Relative  Advantages  of  Laying  Brick  Pavements  on  Sand  Foun- 

dations and  Cement-Concrete  Foundations,  Eng.  &  Cont.,  Feb.  26, 1913,  p.  226. 

40.  Howell,  W.  A.    The  Standard  Abrasion  Test  for  Paving  Brick,  Proc  Am.  See. 

Mun.  Imp.,  1913,  p.  91. 

41.  Hubbard,  P.    Tests  of  Sections  of  Brick  Pavements,  Proc  Am.  Soc  C.  E.,  April, 

1917,  p.  776. 
49.  Laylin,  J.    Brick  Roads  and  Streets,  Proc  Am.  Road  Bldrs.  Assn.,  1914,  p.  124. 

43.  McArdle,    P.    C.    Some   Radical    Changes   in   Brick   Pavement  Construction, 

Eng.  News,  Jan.  27,  1916,  p.  163. 

44.  Maryland  Gbol.  and  Economic  Survey,     (a)  Brick  Tests,  1902  Rep^  p.  110; 

(b)  Tests  on  Individual  Paving  Brick,  1905  Rep.,  p.  190;  1906  Rep.,  p.  814  aad 
411;  1909  Rep.,  p.  88;  1911  Rep.,  p.  70. 

49.  Mastbrson,  P.  J.  Replacing  Brick  After  Street  Excavations,  Dependable  High- 
ways, April,  1915,  p.  21. 

49.  Mun.  Eng.v  Staff  Art.  A  New  Type  of  Brick  Road  Construction,  Aug.,  1915, 
p.  57. 

47.  Mun.  Jour.,  Editorials  and  Discussions,     (a)  Uniformity  of  Paving  Brick,  Jan. 

16,  p.  91;  Jan.  23,  p.  125;  Feb.  18,  p.  248;  and  Feb.  20, 1918,  p.  277;  (b)  Omisooo 
of  Sand  Cushion,  Oct.  28,  1915,  p.  657. 

48.  Paige,  W.  R.     (a)  Monolithic  Brick  Paving  for  Wide  Streets,  Eng.  News,  Nov. 

23,  1916,  p.  978;  (b)  Cost  Records  of  Monolithic  Brick  Pavements,  Eng.  News, 
Dec.  28,  1916,  p.  1218. 

49.  Perkins,  W.  C.     (a)  Cushions  for  Brick  Pavements,  Mun.  Jour.,  Oct.  28,  1915, 

p.  655;  (b)  Recent  Advancement  in  the  Construction  of  Brick  Pavements,  Eng. 
A  Cont.,  Jan.  26,  1916,  p.  93;  (e)  Recent  Developments  in  Detail  of  Construc- 
tion of  Brick  Pavements  on  Green  Concrete  Foundation  and  Sand-Cement 
Superfoundation,  Eng.  &  Cont.,  March  7,  1917,  p.  232;  (d)  Rattler  Tests 
for  8-In  Paving  Brick,  Eng.  A  Cont.,  Feb.  6,  1918,  p.  161. 

99.  Pierce,  V.  M.  and  Moorbfibld,  C.  H.  Brick  Roads,  Bul.U.  S.  DeptAgr., 
873, 1916. 

91.  Roman,  F.  L.  (a)  Method  of  Marking  Paving  Brick  for  Identification  in  Rattler 
Tests,  Eng.  &  Cont.,  Jan.  26,  1916,  p.  80;  (b)  An  Unusual  Application  of  the 
lttler  Test  for  Paving  Bricks,  Eng.  &  Cont.,  April  6, 1916,  p.  329. 


0  Bibliography  1149 

HtmJHt,  M.  (a)  Cracking  of  Brick  Pavements  is  Prevented  by  Mortar  Cushion, 
En«.  Rec.,  Aug.  7,  1916,  p.  175;  (b)  Rattler  Test  for  Paving  Brick  Abandoned 
in  St.  Louis.  Eng.  Rec.,  Aug.  14,  1916,  p.  200. 

ientific  American,  Staff  Art.  Cost  of  Brick  Roads  in  the  Country,  July  1, 
1916,  p.  3. 

jckbr,  J.  T.  (a)  Pavement  Construction  with  Bricks  Laid  flatwise  or  with  the 
Fiber  in  a  Vertical  Position,  Eng.  &  Cont.,  Nov.  19,  1918,  p.  685;  (b)  Vertical 
Fiber  Brick  Paving,  Mun.  Eng.,  Sept.,  1915,  p.  114. 

>8HBLL»  J.  T.  Experiments  in  Brick  Road  Construction,  Eng.  Rec,  Sept. 
27,  1918,  p.,847. 

arrbn,  W.  D.  P.    Brick  Pavement  Design,  Eng.  A  Cont.,  July  7,  1915,  p.  2. 
■stern  Pa  vino  Brick  Mntrs.  Assn.    Specifications  for  Pavements  Construct- 
ed with  Brick  Laid  Flatwise,  or  with  the  Fiber  in  a  Vertical  Position,  Eng. 
&  Cont.,  Dec.  17, 1918,  p.  698. 

tlliams,  F.  R.  Latest  Developments  in  Brick  Pavement  Construction,  Better 
Roads,  April,  1917,  p.  158. 


SECTION  21 
CEMENT-CONCRETE  PAVEMENTS 


BT 

WALTER  WILSON  CROSBY 

CONSULTING  ENGINEER,  BALTIMORE,  MARYLAND 


GENERAL  DATA 

Art.  Page 

1.  Historical  Development.  .  1151 

2.  Characteristics 1153 

3.  Subgrade 1158 

4.  Shoulders 1159 

5.  Crowns,  Grades  and  Thick- 

ness   1160 

MATERIALS 

6.  Quality  of  Aggregates. . .  .   1163 

7.  Proportions  of  Aggregates  1164 

8.  Mixing  Cement-Concrete .    1167 

9.  Tests  of  Cement-Concrete 

for  Pavements 1171 

10.  Specifications  for  Aggre- 

gates    1175 

CONSTRUCTION 

11.  Equipment  and  Construc- 

tion Organizations 1178 


Art 

/. 

Page 

12. 

Mixed  Cement-Concrete 

1179 

13. 

Expansion-Contraction 

1182 

14. 

Reinforced  Cement  -  Con- 

1184 

15. 

Specifications  for  Mixed 
Cement-Concrete  Pave- 

1186 

16. 

Cons  traction  Cost  Data.  . 

1199 

17. 

Special  Types  of  Cement- 

Concrete  Pavements.  . . 

1202 

18. 

1205 

MAINTENANCE 

19.  Methods  of  Maintenance.   1207 

20.  Maintenance  Cost  Data. .   1209 


21.  Bibliography 1211 


GENERAL  DATA 

1.    Historical  Development 

In  1879  North  (51)  stated  that  "  In  Scotland  a  concrete  has  been  used 
with  Portland  cement,  for  binding.  The  surface  was  very  good,  but  when 
the  road  commenced  to  break,  it  went  to  pieces  very  fast." 

The  First  Portland  Cement-Concrete  Pavements  in  the  United  States 
are  usually  referred  to  as  being  laid  in  Bellefontaine,  Ohio,  in  1894,  but  as 
a  matter  of  fact,  the  year  before,  J.  Y.  McClintock,  County  Engineer  of 
Monroe  County,  N.  Y.,  put  down  on  South  Fitzhugh  St.,  Rochester, 
a  section  of  Portland  cement  grouted  macadam.  This  was  a  forerunner  of 
the  modern  concrete  pavement  of  the  Hassam  type.  An  excerpt  from 
McClintock's  1894  Report  (55)  is  as  follows: 

"There  are  many  miles  of  streets  where  a  cheap  pavement  b  requisite  and  where 
macadam  with  trap  rock  would  bo  suitable  except  that  it  seems  desirable  to  get  rid 
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of  the  small  amount  of  mud  which  is  usually  present,  and  to  have  a  surface  that  eaa 
be  washed  off  clean.  To  meet  this  requirement  we  tried  in  1898  the  following  on  Sooth 
Fitzhugh  St.  north  of  the  canaL  The  surface  of  an  existing  macadam  pavement  «a 
picked  off  and  a  layer  of  trap  rock  6  in  thick  in  the  middle  and  2  in  thick  at  edge  of 
paved  gutters  was  put  on  and  thoroly  rolled  with  a  steam  roller.  After  this  was  done, 
instead  of  putting  on  a  binding  material  and  rolling  that  in  as  usual,  Portland  eemeat 
grout,  one  of  sand  to  one  of  cement,  mixed  to  the  consistency  of  cream  was  carefaQr 
poured  in  so  as  to  fill  all  the  voids  between  the  broken  stone  and  form  a  solid  matrix 
to  hold  each  stone  firmly  in  position.  The  stone  was  thoroly  wet  just  before  pouriBf 
in  the  grout.  One  barrel  of  cement  was  used  to  each  8.7  sq  yd  of  pavement.  After 
the  mortar  had  set  for  24  hr,  sand  was  thrown  over  the  surface  and  water  waa  sprinkled 
upon  it  and  all  travel  was  kept  off  it  for  9  days.  This  has  been  down  8  months  sod 
already  shows  that  the  size  of  stone  used  was  too  small;  it  would  all  pass  thru  a  IX  h 
ring.  The  stones  are  so  small  that  the  calk  of  a  horse  shoe  throws  a  stone  out  bodily 
sometimes.  It  will  be  well  to  try  this  again  with  stones  which  will  pass  a  8  in  ring 
and  will  not  pass  a  2  in  ring.    The  cost  of  this  pavement  was  $1  per  sq  yd." 

McClintock  in  March,  1913,  testified  concerning  this  work,  in  the  case  of  the  w— — — 
Paving  Co.  versus  the  Consolidated  Contract  Co.,  as  follows:  "The  piece  of  pavement 
laid  developed  irregular  temperature  cracks  and  on  one  portion  of  it  where  the  hacks 
stood  in  the  shade  of  the  court  house,  the  horses  would  drill  holes  with  their  feet  is 
kicking  off  flies,  so  that  it  soon  became  a  question  of  how  the  pavement  could  be  main- 
tained. (After  eight  months'  use,  the  horses'  calks  were  picking  out  some  of  the 
individual  stones.)  It  was  some  2\$  years  after  the  pavement  was  laid,  .  .  .  that  8 
was  deemed  wise  by  the  city  authorities  to  cover  the  new  portion  of  the  roadway 
with  asphalt. 

The  Bellefontaine  Pavements  were  of  the  two  course  mixed  type.  From 
1894  until  1909,  the  construction  of  concrete  pavements  of  either  type 
made  little  headway,  one  reason  probably  being  the  high  first  cost  of  such 
pavements  under  the  then  existing  conditions,  and  another  being  the 
especial  difficulty  of  making  minor  repairs  to  them. 

Wayne  County,  Mich.,  began  in  1909  the  construction  of  a  considerable 
mileage  of  concrete  pavements.  While  this  work  was  at  first  largely  o/ 
an  experimental  nature,  it  was  intelligently  done,  and  the  wide  advertise- 
ment of  the  success  of  the  results  induced  further  experiments  in  many 
localities. 


Table  1. — Summary  of  Square  Yards  of  Concrete  Pavements  on  Roads, 
Streets,  and  Alleys  Constructed  to  December  1, 1916  (68b) 


Prior  to 
1909 

1909 

1910 

1911 

1912 

84  061 
444  864 
112  491 

82  626 

326168 

86  826 

161148 
682  687 
107  874 

291077 

1  011  440 

186  674 

1869  486 

8  826  029 

185  708 

Totals 

591  416 

444  609 

941669 

1  489  191 

5  881218 

1913 

1914 

1915 

To  Dec.  1, 
1916 

Totals 

Roads 

8  389  185 

3  946  219 

808  865 

10  608  421 

4  880  604 

800138 

12  050  909 

6  988  879 

612  921 

16  583  129 

7  601  789 

894  280 

44  910  042 

Alleys 

28  002  569 
2  745  271 

Totals 

7  596  769 

15  739  163 

18  597  709 

24  929  148 

75  657  882 
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2.    Characteristics 

*  the  sake  of  making  clear  the  statements  to  follow,  let  it  be  assumed 
drily  that  a  cement-concrete  pavement  is  one  in  which  the  artificial 
sing  for  the  roadway  is  built  of  a  concrete  composed  of  hydraulic 
it,  sand,  and  gravel  or  broken  stone,  all  of  predetermined  proportions, 
i  not  covered,  or  protected  from  wear,  by  a  carpet  or  coating  of  appre- 
i   thickness  of   bituminous    cement   and   other   material.     Then    all 

roadways,  of  which  a  cement-concrete  layer  is  covered  by  a  carpet 
uminous  material,  will  naturally  fall  together  into  another  class  where 
crete  base  or  foundation  supports  a  wearing  surface  composed  of  block 
ig,  sheet  or  rock  asphalt,  bituminous  carpets,  etc,  and  in  the  con-, 
ition  of  these  instances  of  the  use  of  concrete,  the  latter  will  be  referred 

the  concrete  foundation. 

e  use  of  concrete  for  both  roadway  surfaces  and  foundations  is  not  new. 
►93  the  concrete  pavement  was  discovered,  tried  out  and  abandoned, 
gs  found  to  possess  certain  inherent  defects  and,  under  the  then  exist- 
onditions,  these  proved  so  serious  that  its  economical  use  was  found  to 
aited  so  as  to  result  in  the  practical  abandonment  of  this  form  of  sur- 
g  for  the  time  being.  With  the  changed  conditions  now  existing,  the 
f  concrete  for  roadways  has  again  begun.  The  increase  of  traffic  has 
,nded  stronger  roads.  The  reduced  ratio  of  horse-drawn  to  total  traffic 
hanged  the  average  character  of  the  stresses  on  the  surfacing  material, 
immense  reduction  in  the  cost  of  hydraulic  cement  and  the  improve- 
s  in  machinery  for  mixing  and  placing  the  concrete  have  aided  the  latter 
>mpete  with  other  road  crusts  in  first  cost  and  also  in  long-run  cost, 
ams  that  under  the  changed  conditions  there  are  at  present  many  cases 
a  existing  circumstances,  such,  for  instance,  as  poor  natural  foundation 
aid  heavy  traffic  on  the  road,  or  convenience  in  the  supply  of  materials 
oncrete,  justify  or  even  demand  its  selection  for  at  least  a  part  of  the 

crust.  On  the  other  hand,  the  tendency  of  certain  road  authorities 
>thers  to  rush  to  concrete  as  a  panacea  for  all  road  ills  is  to  be  deplored 
?th  irrational  and  extravagant.     In  these  days  the  great  problem  for 

authorities  is  the  proper  selection  of  the  form  of  construction  best 
d  for  the  circumstances  of  any  particular  case,  and  a  sufficient  variety 
irfacings,  including  concrete,  is  now  available  to  permit  true  economy 
>  had  by  a  proper  choice. 

the  factors  influencing  the  decision  for  or  against  the  selection  of 
rete  as  the  road  surfacing  may  be  considered  first  cost,  long-run  cost, 
bility,ease  of  maintenance,  cleanliness,  resistance  to  traction,  slipperiness, 
ariness,  acceptability,  and  favorableness  to  travel. 

>st.  Only  too  frequently,  this  consideration  is  limited  to  first  cost 
fails  to  include,  as  it  should,  the  interest  charges  on  first  cost  and  the 
of  maintaining  the  pavement  in  as  good  condition  as  when  first  com- 
jd,  or  a  depreciation  charge,  in  order  that  a  fair  comparison  may  be 
m.  See  (15).  Concrete  can  never  be  as  low  in  first-cost  as  macadam 
>r  the  same  conditions,  because  of  the  introduction  into  the  former  of 
?nt  for  which  an  additional  cost  has  to  be  met.     Ordinarily  competition 

be  had,  often  successfully,  by  a  proper  assumption  that  a  less  thickness 
mcrete  will  be  as  strong  as  the  macadam  to  be  prescribed,  and  further, 

it  is  frequently  possible  to  use*  in  the  concrete  a  local  material  for  the 
©gate  which  may  be  secured  at  a  smaller  cost,  than  necessary  for  a 
>er  stone  for  the  macadam.     A  local  granite  may  make  an  excellent 
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concrete,  when  it  would  prove  entirely  unsatisfactory,  because  of  its  lack 
of  binding  qualities,  for  macadam,  and,  if  macadam  were  to  be  built,  the 
cost  of  importing  a  suitable  stone  might  offset  the  additional  cost  of  making 
concrete  from  the  local  granite.  In  the  same  way,  where  small  sandy  gravd 
is  plentiful  in  a  locality  and  good  stone  for  broken  stone  macadam  is  re- 
quired to  be  imported  at  a  considerable  expense,  frequently  gravel  concrete 
roads  or  gravel  concrete  foundations,  carrying  a  bituminous  surface,  win 
be  found  to  be  the  economical  solution.  Contrary  to  the  arguments  of 
many  of  the  advocates  of  concrete  pavements,  a  concrete  surfacing  is  not 
permanent  in  the  sense  that  it  will  last  indefinitely  without  repair.  Con- 
crete roadways,  in  addition  to  the  interest  charges  to  be  figured  in  their 
long  run  cost,  require  continuous  expense  for  maintenance  and  repair.  Ex- 
cept possibly  in  those  cases  where  a  curb  adjoins  the  edges  of  the  concrete 
roadway,  the  shoulders,  even  if  the  concrete  itself  does  not,  begin  the  day 
after  the  completion  of  the  roadway  to  need  maintenance.  While  the  shoulder 
maintenance  may  not  be  a  part  of  the  maintenance  charges  for  the  concrete 
itself,  it  certainly  is  a  part  of  the  road  maintenance  especially  where,  ia 
order  to  keep  the  first  cost  down,  the  concrete  surface  has  been  built  too 
narrow  in  width  to  carry  on  it  all  the  traffic  and  a  considerable  portion  of  the 
latter  constantly  turns  out  on  the  shoulders.  The  concrete  surfacing  itself 
will,  after  a  period  dependent  of  course  on  local  conditions,  require  repair* 
and  it  is  an  inherent  difficulty  of  concrete,  that  repairs  to  it  are  not  easily 
made.  This  fact  was  one  of  the  main  reasons  for  the  abandonment  of  the 
earlier  efforts  to  use  concrete  for  roadway  surfaces.  While  these  repairs 
may  seem  in  some  respects  relatively  slight,  the  expense  for  them  will  be 
inversely  large.  Reliable  figures  of  cost  for  maintenance  of  concrete  road- 
ways are  not  as  yet  at  hand  but  the  foregoing  may  serve  to  indicate,  from 
the  point  of  view  of  cost,  the  factors  to  be  considered  in  this  connection  and 
the  points  of  weakness  in  some  of  the  arguments  that  have  been  advanced 
for  the  more  general  adoption  of  concrete  roadway  surfaces. 

Durability.  Reference  has  been  made  to  the  fact  that  concrete  is  not 
easy  to  repair.  The  frequency  of  repair  may  depend  largely  on  local  condi- 
tions, but  it  is  also  affected  by  certain  peculiarities  of  any  concrete. m  The  nail- 
ing together  of  four  different  materials  and  the  placing  of  the  resulting  mas 
in  the  roadway  give  many  opportunities  for  irregularities  to  occur.  A  most 
desirable  feature  of  any  road  surface  is  an  ability  to  wear  uniformly  and 
this  is  frequently,  if  not  generally,  more  desirable  than  a  less  uniform, 
even  if  slower,  rate  of  wear.  The  difficulties  in  the  way  of  the  necessarily 
high  degree  of  uniformity  in  cement-concrete  for  roadway  surfaces  are 
apparent,  when  it  is  recognized  that  few  sources  of  broken  stone  deliver  a 
uniform  product;  that  there  is  frequently  considerable  variation  in  the  led** 
or  quarry  itself;  that  there  often  is  variation  even  between  the  products  of 
different  days  from  the  crusher  and  screens;  and  that  segregation  of  the 
smaller  from  the  larger  sizes  generally  occurs  in  loading,  shipping  and  han- 
dling this  product.  The  same  may  be  said  as  regards  the  sand  in  many 
cases.  The  quantity  of  water  present  in  the  mixture  is  frequently  more  or 
less  irregular,  and  segregation  and  other  causes  for  non-uniformity  generally 
arise  during  the  mixing  and  placing  of  the  concrete.  All  these  contribute 
to  the  presence  so  generally  noted  in  concrete  roadway  surfaces  of  spots 
of  unequal  abilities  to  resist  wear  and  to  the  consequently  resulting  holes 
so  difficult  of  proper  repair,  which  form  one  of  the  main  objections  to  this 
**"*>  of  pavement.  While  proper  supervision  does  reduce  to  some  extent 
ck  of  homogeneity  in  results,  certain  inherent  irregularities  can  be 
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only  reduced  by  improved  mechanical  means  while  certain  others  seem 
-inevitable.  For  instance,  the  natural  irregularity  in  position  of  the  stone 
in  the  surface  of  the  placed  concrete  may  be  reduced  to  a  considerable 
extent  by  rolling  so  that,  just  as  in  good  broken-stone  macadam,  the  major- 
ity of  the  larger  pieces  of  stone  in  the  surface  will  lie  with  a  face  exposed  to 
subsequent  wear  instead  of  an  edge  as  is  found  in  most  cases  of  insufficiently 
rolled  macadam.  Harrowing  a  layer  of  broken  stone  will  result  in  greater 
uniformity  as  to  size  of  the  pieces  of  stone  in  the  surface.  Hence  there 
seems  to  be  good  ground  for  some  of  the  claims  of  the  advocates  of  a  con- 
crete roadway  surface  formed  by  grouting  the  broken  stone  spread  and 
rolled  in  place  such  as  in  the  Hassam  pavement.  Further  the  physical 
bond  thus  secured  between  the  stone  particles  is  worth  considering  as  an 
additional  factor  for  strength  and  durability. 

Difficulties  of  Repairing.  Concrete  is  not  easily  repaired  so  as 
to  be  satisfactory.  The  difficulty  of  remedying  a  slight  depression  worn 
into  the  surface  under  traffic  generally  leads  to  letting  such  a  defect  in- 
crease to  material  dimensions  before  attempting  its  repair,  which  delay 
is  of  course  objectionable.  To  repair  any  depression  with  any  degree 
of  satisfaction  it  has  been  found  necessary  that  the  depth  of  the  hole  be, 
or  be  made,  sufficient  to  provide  space  for  placing  in  it  aggregate  of  the  same 
size  as  that  which  forms  the  adjoining  surfaces  and  flush  with  them.  Also  it 
is  necessary  that  the  new  concrete  be  of  uniform  thickness,  not  tapering 
off  at  the  edges.  This  means,  that  for  the  proper  repair  of  a  hole,  the  old 
concrete  must  be  more  or  less  cut  away.  Even  then  if  a  good  bond  is  not 
secured  between  the  new  and  the  old  concrete,  the  joints  in  the  surface 
soon  become  objectionable.  When  the  ordinary  concrete  roadway  sur- 
face begins  to  need  repair,  it  is  practically  only  a  question  of  a  short  time 
when  the  concrete  surfacing  will  have  to  be  abandoned  as  such,  and  turned 
into  a  concrete  foundation  because  of  the  difficulties  of  repairing  the  con- 
crete so  as  to  leave  it  satisfactory  as  a  road  surface.  If  a  concrete  roadway 
is  built  with  gravel,  notwithstanding  that  the  average  greater  strength  of 
gravel  concrete  is  greater  than  with  broken  stone  concrete,  the  lack  of 
mechanical  bond  obtainable  from  the  rounded  stones  in  the  surface  ren- 
ders the  latter  particularly  susceptible  to  damage  by  the  shod  feet  of  draught 
nn^ftlfl  The  blow  of  a  horseshoe  may  break  the  cementing  mortar  around 
a  stone  and  the  pushing  or  twisting  of  the  foot  may  then  easily  dislodge  the 
rounded  stone  from  its  place.  Of  course  the  adjoining  stones  are  then  more 
easily  dislodged  and  the  hole  in  the  surface  grows  rapidly  and  needs  repair. 
The  difficulties  of  proper  repair  are  so  well  recognized  that  many  engineers 
are  now  recommending  such  work  to  be  done  with  bituminous  concrete  in- 
stead of  cement-concrete,  but  of  course  this  is  only  a  step  toward  the  ulti- 
mate transformation  of  the  concrete  roadway  into  a  concrete  foundation. 

Cracks  and  Joints.  Again  it  seems  pretty  generally  agreed  that  concrete 
roadways  are  liable  to  objectionable  cracking  under  the  influence  of  changes 
in  temperature  and  in  the  conditions  regarding  moisture  present.  After 
being  placed,  the  wet  concrete  shrinks  considerably  in  setting  and  drying 
and  this  change  of  volume  produces  cracks  in  the  surface.  These  cracks 
form  points  of  weakness  and  foci  of  deterioration  more  or  less  serious  accord- 
ing to  their  distribution  and  concentration.  The  effort  is  usually  made  to 
concentrate  them  in  regularly  occurring  joints -and  these  joints  are  often 
predeterminedly  built  in  place  with  cumbersome  iron  or  steel  plates, 
which  themselves  are  objectionable  to  traffic.  These  expansion  joints 
increase  in  obnoziousness  as  the  road  gets  older  and  wears  down,  and  ulti- 
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mately,  in  order  to  relieve  this  feature,  if  for  no  other  reason,  the  coating 
of  the  whole  road  with  a  bituminous  or  other  surface  or  pavement  is  nec- 
essary. If  these  expansion  joints  are  not  provided  in  the  first  place,  the 
concrete  roadway  surface  may  develop  cracks  irregularly  under  alternate 
wetness  and  dryness  or  heat  and  cold,  and  these  cracks  break  away  on 
their  edges  and  ultimately  develop  into  objectionable  places  in  the  surface. 
Apparently  the  only  remedy  is  to  cover  the  entire  surface  with  a  carpet 
or  pavement.  The  concrete  roadway  then  becomes  a  concrete  foundation,  and 
if  it  can  be  foreseen,  that  such  an  end  is  probably  to  result  within  a  limited 
time,  reasons  of  economy  demand  its  careful  consideration  before  reaching 
a  decision  to  attempt  the  concrete  roadway  construction  in  the  first  place. 

Base  of  Maintenance.  Special  machinery  is  not  required  for  main- 
taining concrete  roadways  and  in  this  respect  they  may  have  an  advantage 
over  such  pavements  as  bituminous  concrete  and  sheet-asphalt.  Heaters. 
mixers,  and  unusual  tools  are  not  required  nor  even  steam  rollers  for  any  hut 
the  largest  repair  jobs. 

Cleanliness.  Concrete  pavements  are  fairly  easily  kept  reasonably  clean. 
They  are  perhaps  less  susceptible  of  dustlessness  and  thoro  cleanliness, 
than  is  an  asphalt  surface  or  the  best  brick  pavement,  but  on  the  other 
hand  they  are  more  so  than  macadam  or  even  a  good  stone  block  pavement. 

Resistance  to  Traction.  This  is  extraordinarily  low  in  the  cases  of  con- 
crete pavements,  and  few  pavements  lead  them  on  this  point. 

Slipperiness.  Concrete  pavements  are  generally  more  slippery  than 
macadam  and  stone  block  pavements,  except  perhaps  in  some  cases  of  the 
latter  where  the  joints  are  filled  with  cement  mortar,  but  less  so  than  wood 
block,  bituminous  pavements  generally,  and  well  laid  brick  pavements. 

Sanitarines8.  Concrete  pavements  are  slightly  less  sanitary  than 
bituminous  surfaces  and  pavements;  are  equal  in  this  respect  to  the  best 
laid  brick;  and  are  more  sanitary  than  stone  block  pavements  or  macadam. 

Acceptability.  That  is,  the  bases  of  personal  or  local  preferences  and  of 
aesthetic  consideration  and  of  noisclessness.  The  glaring  effect  of  the  mortar 
in  the  concrete  is  frequently  objectionable  even  when  dark  colored  stone 
is  used  for  the  aggregate.  On  the  the  other  hand,  a  light  color  of  the  con- 
crete may  be  beneficial  for  unlighted  roads  thru  woods  especially  where  there 
is  much  travel  at  night.  As  to  noisclessness,  concrete  pavements  offer 
slight  objections  on  this  count.  They  are  productive  of  more  noise  than 
bituminous  surfaces  and  pavements  or  macadam,  but  of  less  than  brick  or 
stone  blocks. 

Favorableness  to  Travel.  Concrete  pavements  are  somewhat  less 
favorable  to  travel  than  macadam  or  bituminous  surfaces  and  pavement*, 
and  more  favorable  than  stone  blocks  or  brick  in  that  their  surface  rigidity 
lies  between  the  two  types  mentioned.  An  extremely  rigid  inelastic 
surface  is  objectionable  to  passengers  traveling  over  it  even  when  the 
vehicular  devices  for  lessening  the  inevitable  shocks  are  of  the  hiphest 
;fficicncy.  Animals  naturally  prefer  the  softer  materials  on  which  to  tread 
especially  when  unaccustomed  to.  metalled  or  paved  roads.  As  the  pro- 
portion of  surfaced  to  unsurfaced  roads  increases  the  latter  objection  to 
concrete  will  be  somewhat  reduced.  Complaints  from  motorists  using 
newly  completed  stretches  of  concrete  roadways  are  that  an  unpleasant 
vibration  was  noticeable  to  the  passengers  in  going  over  such  roads,  and 
if  flocms  probable  from  the  descriptions,  that  such  vibration  was  due  to 
nevennesses  or  corrugations  in  the  surface  unnoticeable  to  the  eyes 
7  speeds.     If  the  speed  is  high  enough,  this  vibration  can  be  de- 
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tected  on  the  best  concrete  roadways  tho  it  seems  imperceptible  on  macadam 
or  on  good  bituminous  surfaces  and  pavements.  Those  who  lean  to- 
ward concrete  roadways  may  attempt  to  meet  the  objections  by  suggesting 
that  the  removal  of  nearly  all  grounds  for  objection  and  a  considerable 
strengthening  of  the  arguments  for  the  more  general  use  of  concrete  for 
roadwayB  may  be  had  by  providing  a  bituminous  surface  on  the  concrete. 

Concrete  Pavements  vs  Concrete  Foundations.  Because  of  the  difficul- 
ties, inherent  with  cement-concrete  and  incidental  to  its  construction,  of 
securing  uniformity  and  homogeneity  in  the  wearing  surface  of  the  concrete 
roadway;  because  of  the  initial  extra  cost  for  the  proper  results  in  many  cases; 
because  of.  its  peculiarities,  often  offensive,  such  as  high  rigidity,  dusti- 
ness, glaring  color  when  new,  or  mottled  color  when  repaired;  and  because 
of  the  difficulties  and  costs  of  repairs  when  needed;  the  proper  selection  of 
cement-concrete  for  a  wearing  surface  is  of  limited  application  and  the  es- 
pecial worth  of  this  material  in  roadway  work  lies  in  its  great  value  for 
foundations,  on  which  carpets  of  various  kinds  may  be  satisfactorily  and 
economically  built  and  maintained.  On  the  other  hand,  the  high  power  of  con- 
crete to  distribute  over  large  areas  of  sub-grade  the  strains  coming  on  road- 
way surface,  and  the  adaptability  of  a  cement-concrete  roadway  surfacing 
to  its  use  as  a  pavement  foundation  when,  under  rapidily  changing  traffic 
conditions,  such  a  transposition  probably  will  be  desired  at  an  early  period, 
justify,  Under  certain  local  conditions,  the  selection  of  cement-concrete 
as  the  roadway  surfacing.  The  far  larger  part  of  the  consideration  con- 
cerning cement-concrete  pavements  is  composed  of  two  main  parts.  First,  the 
advisability  of  providing  a  concrete  foundation  for  the  surfacing,  and  second, 
the  determination  of  the  character,  composition  and  thickness  of  the  latter. 
It  is  interesting  to  note  in  this  connection,  the  opinion  of  some  eminent 
Australian  engineers  expressed  (3)  as  follows: 

"Within  the  last  few  years  there  has  been  much  discussion  of  the  question,  whether 
concrete  alone,  without  a  wearing  coat  of  any  other  material,  can  be  advantageously 
employed  for  roadways  for  vehicular  traffic  or  not,  and  widely  different  opinions  have 
been  expressed.  Where  Portland  cement  is  very  cheap,  as  in  the  United  States  of 
America,  a  rich  mixture  is  warranted,  and  good  results  have  been  claimed,  in  some 
cases  justly.  Some  leading  engineers  recommend  700  lb  cement  to  each  cu  yd  of 
concrete.  There  has  been  but  little  test  of  this  material  for  this  purpose  in  Australasia, 
and  the  few  trial  pieces  have  not,  even  when  covered  with  a  thin  carpet  coat  of  bitu- 
minous mixture,  worn  nearly  well  enough  to  be  considered  successful.  In  general, 
and  especially  when  a  wet  mixture  is  used,  the  upper  surface  of  the  concrete  will  be 
mostly  mortar,  as  the  coarse  aggregate  tends  to  sink,  and  this  mortar  has  generally 
been  found  too  brittle  to  resist  abrasion  by  horses'  shoes  and  metal  tires.  A  bituminous 
coat,  say  yi  to  H  hi  thick,  is  not  sufficient  to  take  up  the  shock  of  traffic,  and  it  generally 
peels  off;  then  the  mortar  of  the  concrete  is  broken  up  and  ravels,  cups  are  formed, 
which  are  soon  enlarged  and,  unless  quickly  repaired,  the  road  goes  to  pieces.  If  the 
mortar  of  the  concrete  is  particularly  rich  in  really  good  cement,  and  the  aggregate 
is  both  tough  and  hard,  the  surface  will  last  longer.  Another  difficulty  is  the  cracking 
due  to  changes  of  temperatures.  Unless  expansion  joints  are  at  pretty  close  intervals 
the  concrete  of  the  roadway  is  generally  found  to  crack,  this  leading  to  the  formation  of 
ruts  and  grooves,  which  quickly  increase  in  size  by  the  abrasion  of  their  edges.  The 
same  abrasion  occurs  at  expansion  joints,  the  filling  in,  which  is  necessarily  plastic, 
so  that  for  more  reasons  than  one,  road  surfaces  of  concrete  alone  cannot,  for  general 
traffic,  be  said  to  have  realized  the  expectations  of  a  few  years  ago.  Even  if  they  had 
done  so,  the  price  of  cement  in  Australasia  has  been,  and  is  likely  to  be,  too  high  to 
warrant  their  employment,  except  m  special  cases.  For  automobile  traffic  alone,  with 
the  general  use  of  rubber  tires,  good  concrete  would  be  an  ideal  road  crust,  but  the 
era  of  this  condition  is  not  yet,  and  for  many  a  long  day  shod  horses  and  steel  tires 
will  have  to  be  reckoned  with.  Experience  to  date  has  undoubtedly  shown  that  in 
road-making,  the  best  use  for  cement-concrete  is  for  foundation  courses  for  wood 


1158  Cement-Concrete  Pavements  Sect.  21 

blocking,  stone  paving,  or  tough  bituminous  wearing  coats,  sufficiently  thick  to  absorb 
the  shocks  of  traffic  and  to  prevent  the  disintegration  of  the  concrete."  See  (24a), 
(24d),  (28b),  (34a),  (35),  (41)    and  (67). 

"Cement-Concrete  Pavement  Laid  for  Future  Use  as  a  Foundation.  (49c)  The  city 
recognised  as  its  problem  the  construction  of  a  pavement  which  would  not  only  carry 
successfully  all  present  traffic,  but  which,  at  some  time  in  the  future,  could  be  utilised 
in  connection  with  the  development  of  the  road  into  a  city  street*  as  the  city  was 
building  up  rapidly  in  this  direction.  Plans  had  already  been  prepared  for  sock 
development,  and  called  for  a  66-ft  street  with  10-ft  sidewalks  and  a  46-ft  roadway. 
It  was  not  thought  desirable  for  the  present,  however  to  make  the  roadway  pavement 
wider  than  22  ft,  which  would  be  ample  for  a  double  line  of  traffic  and  allowance  for 
turning  out  from  one  line  at  a  time.  This  22  ft  was  laid  with  concrete  pavement, 
the  top  surface  of  which  was- made  parallel  to  and  2  in  below  the  middle  22  ft  of  the 
surface  elevation  proposed  for  the  street  pavement  in  the  final  development.  Wbea 
the  growth  of  the  city  out  this  road  may  make  it  desirable  to  reconstruct  it  as  a  street, 
the  present  concrete  roadway  will  be  widened  by  12  ft  on  each  side,  and  the  whole  wffl 
then  be  used  as  a  concrete  base  and  covered  with  a  2-in  layer  of  stone-filled  asphalt. 
The  present  pavement  is  6H  in  thick  which  will  be  ample  for  a  foundation  for  such  a 
wearing  surface,  even  tho  it  may  have  lost  }£  in  or  so  of  material  by  wear  in  the 
meantime." 

3.    Subgrade 

Consideration  and  the  Proper  Preparation  of  the  Subgrade  before  placing 
the  concrete,  whether  the  latter  is  to  itself  provide  the  road  surface  or 
whether  it  is  simply  to  act  as  a  foundation  for  the  roadway  surfacing,  is 
very  important.  In  some  cases,  the  roughest  kind  of  preparation  of  the 
subgrade  has  occurred,  it  being  argued  that  concrete,  from  its  inherent 
qualities,  will  render  unnecessary  any  careful  work  on  the  natural  foundation 
under  it.  Economy  and  efficiency  can  only  be  had  by  carefully  providing 
a  suitable  subgrade  which  shall  be  as  even  in  composition  as  practicable,  and 
be  thoroly  compacted  and  carefully  trimmed  to  the  required  grades  and  cross- 
section.  Sometimes  the  subgrade  is  rolled  even  where  concrete  foundations 
for  pavements  of  various  kinds  were  to  be  laid.  Where  the  concrete  layer 
is  expected  to  be  subjected  to  the  effects  of  expansion  and  contraction, 
careful  trimming  up  and  smoothing  of  the  surface  of  the  subgrade  is  worth 
while  in  order  to  help  minimize  the  effects  of  expansion  and  contraction 
of  the  concrete.  A  lateral  movement  of  the  concrete  over  the  subgrade 
seems  to  take  place,  and  unless  the  surface  of  the  subgrade  is  sufficiently 
smooth  to  reduce  the  friction  between  the  concrete  and  the  subgrade 
material  to  such  a  low  point  as  to  permit  this  movement  to  be  carried  to 
the  expansion  joints  provided  in  the  concrete,  there  is  danger  of  serious 
cracks  occurring  in  the  concrete  between  the  expansion  joints.  Further, 
the  proper  preparation  of  the  subgrade  or  base  with  regard  to  sufficient 
drainage  is  desirable,  in  order  that  the  concrete  layer  may  not  be  sub- 
jected unduly  to  strains  arising  through  lack  of  proper  drainage  in  the 
base.  See  (44).  In  California  where  much  excellent  concrete  roadway 
surfacing  has  been  laid,  the  subgrade  is  simultaneously  compacted  and 
planed  just  prior  to  the  deposition  of  concrete  on  it.  A  template  attached 
to  and  moved  by  the  roller  results  in  an  .unusually  even  and  smooth  sub- 
grade  which  is  at  the  same  time  made  firm  and  compact. 

The  Report  of  Com.  IV,  1914  Nat.,  Conf.  Concrete  Road  Building, 
included  the  following  recommendations: 

"  Natural  Subgrade.    The  Committee  calls  attention  to  the  fact  that  defects  in  the 

subgrade  of  a  concrete  pavement,  or  the  improper  preparation  of  it,  may  neutralise 

"»v  the  care  given  to  subsequent  stages  of  the  construction.     The  fundamental 

-»t  of  the  subgrade  is  that  it  shall  at  all  times  be  of  uniform  density,  so  that 

settle  unevenly  and  cause  cracks  in  the  concrete  surface.    Some  engineers 
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ently  believe  that  it  is  not  necessary  to  take  as  much  care  in  preparing  the  sub- 
or  foundation  of  a  concrete  pavement  as  of  other  forms  of  roads  having  an 
ial  surface,  because  the  concrete  slab  will  act  as  a  bridge  over  any  soft  streak 
-  spot  in  the  foundation ;  but  the  Committee  is  of  the  opinion  that  this  is  a  mistake, 
trength  of  a  plain  concrete  slab  in  acting  as  a  beam  to  carry  the  load  over  a  low 
>r  soft  place  in  the  foundation  is  very  slight;  and  it  is  so  easy  to  remove  the  low 
or  soft  spot  as  not  to  justify  the  dependence  upon  the  beam  action  of  the  con- 
Any  uneven  settlement  of  the  foundation  of  a  concrete  pavement  fa  nearly 
n  to  cause  a  crack.  With  some  forms  of  pavements  a  crack  in  the  surface  will 
inder  traffic;  but  a  crack  in  a  concrete  pavement  not  only  cannot  heal  under 
:,  but  will  continually  enlarge.  There  is  no  part  of  the  work  of  the  construction 
xmcrete  pavement  that  is  more  worthy  of  intelligent  care  and  painstaking  labor 
the  preparation  of  the  subgrade;  and  the  slight  additional  cost  necessary  to  insure 
results  is  abundantly  justifiable. 

few  Pavement  on  Old  Road-Bed.  If  the  concrete  pavement  is  to  be  constructed 
virgin  soil,  that  fa,  if  it  is  not  to  be  constructed  on  an  old  road-bed,  the  precautions 
ly  taken,  which  are  described  in  the  specifications  to  follow,  are  sufficient  to  secure 
sonably  good  foundation.  But  if  the  concrete  pavement  is  to  be  constructed 
an  old  road-bed  of  any  kind,  either  an  earth  or  a  broken  stone  or  gravel  road, 
care  must  be  taken  in  preparing  the  subgrade.  The  old  road-bed  is  likely  to  be 
compact  in  the  center  than  at  the  sides;  and  consequently  there  is  danger  that 
>ncrete  pavement  will  settle  more  at  the  sides  than  at  the  center,  and  therefore 
rack  longitudinally.  Further,  it  is  likely  that  the  travelled  way  of  the  old  road 
ot  at  all  places  be  central  under  the  new  concrete  pavement,  and  consequently  the 
will  settle  unevenly  and  crack.  When  the  subgrade  is  an  old  roadway,  it  is  not 
lent  to  roll  the  subgrade  longitudinally,  since  the  roller  is  likely  to  balance  upon 
tore  compact  central  core,  and  therefore  not  consolidate  the  soil  at  the  side  of  the 
>adway.  It  is  not  necessary  to  attempt  a  detailed  description  of  the  method  of 
oming  this  difficulty;  but  the  engineer  should  be  alert  to  determine  whether  this 
tion  obtains,  and  when  it  does  occur,  the  necessary  precautions  should  be  taken 
jure  a  thoro  consolidation  of  all  parts  of  the  new  road-bed.  It  may  be  necessary 
d  material  at  the  side  of  the  more  compact  central  core  of  the  old  roadway.  In 
me  cases  it  may  be  necessary  to  loosen  the  old  road-bed  by  spiking  or  scarifying, 
;hen  harrow  it,  and  finally  consolidate  the  entire  new  road-bed  with  the  roller. 
Committee  desires  to  emphatically  assert  that  the  need  of  care  in  this  matter  fa 
naginary,  and  that  such  conditions  do  really  occur  in  actual  practice. 
>rainage.  The  drainage  of  the  road-bed  of  a  concrete  pavement  fa  of  vital  im- 
nce.  If  the  subgrade  fa  not  well  drained,  there  is  danger  that,  after  the  concrete 
i,  the  drying  of  the  soil  under  the  edges  of  the  concrete  may  permit  the  pavement 
ttle  and  thus  cause  longitudinal  cracks  on  the  surface.  Further,  if  the  subgrade 
;  well  drained,  there  is  a  possibility  that  the  frost  may  lift  the  edges  of  the  concrete 
iray  and  cause  a  longitudinal  crack,  at  least  on  the  lower  side  and  possibly  also 
the  upper  surface  of  the  concrete. 

(prinkling  the  Road-Bed.  Possibly  the  following  item  fa  more  properly  included 
e  instructions  for  laying  the  concrete;  but  it  fa  mentioned  here  in  order  thai 
ly  not  be  overlooked.  Before  the  concrete  fa  placed,  the  road-bed  should  be 
ly  saturated  with  water.  This  precaution  fa  particularly  important  if  the  ground 
r  or  the  soil  fa  sandy. 

tolling  the  Road-Bed.  The  road-bed  shall  be  considered  as  that  portion  of  the 
upon  which  the  concrete  fa  to  be  placed.  The  road-bed  shall  be  rolled  with  a 
-wheeled  self-propelling  roller  weighing  not  less  than  10  tons,  until  every  portion 
fa  firm  and  hard.  When  the  natural  road-bed  fa  so  sandy  that  no  consolidation 
e  soil  can  be  secured,  the  rolling  may  be  omitted.  If  soft  spots  occur  in  the  sub- 
»,  they  shall  be  dug  out  and  the  soft  material  shall  be  replaced  with  good  earth 
her  material  which  will  consolidate  under  the  roller."    See  (60e). 

4.    Shoulders 

here  fa  almost  a  universal  tendency  in  road  construction  to  keep  the 
h  of  the  concrete  low  in  order  to  reduce  the  first  cost  of  the 
icing,  and  there  seems  to  have  been  a  neglect  of  proper  consideration 
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of  the  matter  of  shoulders.  This  neglect,  in  many  cases  has  unquestionably 
resulted  in  extravagances  and  waste  in  the  long  run,  even  if  it  has  secured 
economy  in  the  first  cost.  The  shoulder  maintenance  costs  generally  form 
no  inconsiderable  part  of  the  total  maintenance  cost  of  a  modern  road, 
and  it  is  often  real  economy  to  build  a  pavement  wider  in  order  to  keep  down 
an  annual  expense  for  maintaining  the  shoulders.  The  actual  width  of  the 
concrete  roadway  to  be  built  should,  as  indicated  in  Sect.  4,  be  made  with 
proper  consideration  of  the  traffic  conditions  to  be  expected  on  the  road  within 
a  reasonable  period.  Where  the  concrete  pavement  is  so  narrow,  that 
vehicles  are  almost  constantly,  in  avoiding  others,  passing  from  the  rigid 
concrete  to  the  shoulder,  serious  wear  of  both  the  pavement  and  the  shoulder 
will  be  found  to  take  place  along  this  line  of  weakness.  This  wear  is  fre- 
quently accompanied  by  the  formation  of  a  rut  in  the  shoulder,  which 
holds  water  in  wet  weather  and  thus  endangers  the  foundation  of  the  road. 
Some  of  the  passing  traffic  will  undoubtedly  turn  out  on  to  the  shoulder 
further  than  the  rest,  but  at  the  extreme  outside  of  the  shoulder  the  travel 
over  it  may  be  so  light  and  infrequent,  that  the  natural  material  there 
is  not  strained  beyond  what  might  be  called  its  elastic  limit,  and  hence 
there  is  no  reason,  on  this  account  at  least,  for  its  replacement  at  any 
extra  cost. 

The  Selection  of  the  Material  and  Methods  for  the  Construction  of 
Shoulders  to  a  concrete  road  will  therefore  be  seen  to  require  the  use  of 
something  between  the  natural  soil,  at  the  outside  extremes,  and  the  con- 
crete itself;  that  the  choices  are  determined  by  local  conditions,  such  as 
availability  of  different  materials  and  methods,  width  of  the  concrete 
road-crust,  amount  of  traffic,  etc;  and  that  the  wearing  abilities  or  elastic 
limits  of  the  shoulder  material  at  any  point  should  be  outside  or  above  the 
stresses  to  be  expected  at  that  point.  The  passage  of  traffic  from  the  pave- 
ment to  soft  adjacent  material  can  of  course  be  absolutely  prevented,  and 
the  protection  of  the  edges  of  the  pavement  be  had  by  the  installation  of  * 
raised  edging  or  curb  as  in  the  cases  of  most  streets.  The  necessary  rein- 
forcement of  the  shoulder,  where  no  raised  curb  is  to  prevent  traffic  on  it, 
may  be  had  in  various  ways.  '  One  would,  of  course,  be  to  widen  the  con- 
crete pavement  to  such  an  extent  as  to  preclude  any  possibility  of  traffic 
going  off  it.  In  doing  this  the  center  thickness  of  the  pavement  need  not 
necessarily  be  preserved  to  its  edges  but  the  thickness  may  be  tapered  down 
somewhat  at  the  outsides.  Or  this  widening,  and  tapering  down  in  thick- 
ness, of  the  pavement  may  be  done  over  a  portion  of  what  might  otherwise 
be  the  shoulder  and  then  the  reinforcement  continued  by  the  use  of  macadam 
or  pit-gravel  or  other  materials  as  may  be  necessary.  Again,  the  width 
of  the  concrete  pavement  being  fixed,  the  shoulder  reinforcement  may  be 
had  by  the  construction  of  bituminous  concrete,  bituminous  macadam, 
water  bound  macadam,  with  or  without  a  bituminous  carpet,  etc,  adjoining 
the  concrete  road,  all  as  may  be  necessary  and  desirable  under  the  local 
conditions.     See  (24b),  (50h)  and  (50s). 

5.    Crowns,  Grades  and  Thickness 

Crowns.  The  axiom  of  road  building  that  the  natter  the  roadway,  the 
greateris  the  distribution  of  traffic  over  it,  should  be  borne  in  mind  particularly 
with  concrete  pavements,  as  their  construction  lends  itself  to  the  securing  of 
low  crowns.  In  the  construction  of  concrete  roadways,  the  effort  should 
be  made  to  secure  the  lowest  possible  crown  consistent  with  proper  shed- 
ding of  the  water  from  the  surface  to  the  sides  of  the  road.     As  low  as 
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Hs-in  rue  for  each  foot  of  width  between  the  side  and  the  center  is  gen- 
erally satisfactory,  especially  where  templates  for  striking  the  surface  are 
properly  used  and  the  final  trimming  up  of  the  surface  carefully  done.  In 
no  case,  should  the  crown  be  permitted  to  be  over  ^  in  per  foot,  and  even 
this  maximum  should  be  avoided  where  practicable.  It  may  be  difficult 
to  secure  as  even  and  perfect  a  surface  under  the  Hassam  method  as  under 
the  mixing  method  of  laying  the  concrete,  because  under  the  former  method, 
the  use  of  templates  is  out  of  the  question.  Probably  J4  in  per  foot  is 
as  low  a  crown  as  can  be  satisfactorily  secured  under  the  Hassam  method, 
without  the  occurrence  of  slight  depressions  in  the  surface  which  will  hold 
pools  of  water.  These  water-holding  places  may  not  be  in  themselves  objec- 
tionable, but  their  presence  affects  the  condition  of  the  concrete  and  can 
but  result  in  lack  of  uniformity  in  its  behavior  under  service.  Often  the 
crown  and  cross-section  present  the  lines  of  two  planes  slightly  rounded  off 
at  their  intersection  in  the  center  of  the  roadway,  but  the  provision  of  cir- 
cular or  parabolic  arcs  instead  of  these  lines  is  bettor,  especially  in  the  cases 
of  some  city  streets  where  considerations  of  appearance  demand  even  more 
effort  in  this  direction.  The  summit  of  the  crown,  or  as  it  is  sometimes 
called  the  crown,  may  be  moved  from  the  midway  line  of  the  roadway  if 
necessary,  because  of  different  elevations  of  the  footways  on  either  side, 
or  for  other  reasons.  In  the  construction  of  the  roadway  by  the  Hassam 
method,  the  stone  should  be  spread  as  in  the  case  of  macadam,  so  that  the 
surface  of  the  stone  will  form  two  planes  intersecting  at  an  angle.  The 
rolling  will  then  provide  all  the  curvature  necessary  in  the  cross-section. 
Under  the  mixing  method,  the  templates  used  will,  with  the  final  finishing, 
determine  the  curvature  satisfactorily. 

The  Report  of  Com.  Xm,  1914,  Nat.  Conf.  Concrete  Road  Building  included  the 
following  on  Crowns:    See  also  (60n). 

"Unlike  some  types  of  pavements,  those  of  concrete  are  undamaged  by  water, 
unless  it  should  find  its  way  to  the  subgrade.  However,  since  even  thin  sheets  of 
water  or  ioe  on  the  surface  of  any  pavement  are  objectionable,  a  sufficient  crown 
most  be  provided  to  insure  the  unwatering  of  the  pavement.  Theoretically,  with 
perfectly  surfaced  concrete,  only  a  very  slight  side  fall  is  required  to  accomplish  this. 
Practical  experience  in  such  construction,  however,  has  demonstrated  the  great  diffi- 
culty in  preventing  small  imperfections  and  depressions  in  the  surface,  therefore  sufficient 
cross-fall  must  be  provided  to  insure  drainage.  The  difficulty  of  accomplishing  this 
is  increased  because  of  the  suspension  of  large  amounts  of  dust  in  the  street  water. 
Attention  is  directed  to  the  fact  that  on  city  streets  with  side  curbs  we  face  a  different 
problem  from  that  found  in  a  narrow  country  road  without  curbs.  In  the  city  street 
the  crown  must  not  only  be  sufficient  to  cause  the  water  to  run  from  the  center  to  the 
aide  of  the  pavement,  but  also  enough  to  insure  that  an  undue  proportion  of  the  pave- 
ment shall  not  be  covered  with  water.  This  requirement  is  aided  if  the  pavement 
Is  given  a  peaked  crown,  that  is,  say  %  of  the  total  rise  at  Jf  distance  from  center  to 
curb,  and  %  at  half  the  distance.  The  small  crown  that  may  be  properly  used  on 
concrete  pavements  is  justly  considered  an  important  merit  of  this  type  of  pavement. 
Data  have  been  collected  which  seem  to  show  that  in  the  case  of  uniformly  thick 
concrete  pavements,  the  amount  of  central  longitudinal  failures  has  varied  directly 
-with  the  amount  of  crown.  To  a  lesser  exterit  this  would  be  expected  of  the  other 
types,  thus  furnishing  an  additional  reason  for  the  adoption  of  a  minimum  crown. 
In  Appendix  II  will  be  found  the  practice  regarding  crowns  in  about  30  cities,  from 
which  it  appears  that  the  minimum  crown  used  on  streets  is  1  /l  60  of  the  width  of  the 
road  and  the  maximum  1  /48.  With  few  exceptions,  the  crown  varies  between  1  /70 
and  1  /100  of  the  width.  When  the  climatic  conditions  will  allow,  a  crown  of  1/100  of 
the  pavement  width  represents  present  best  practice.  The  use  of  the  high  crowns 
has  in  large  part  resulted  from  past  experience  with  other  types  of  pavements  where 
high  crowns  were  really  required.  In  future  construction,  as  methods  of  handling 
materials  are  improved  and  contractors  become  more  experienced,  engineers  should 
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not  hesitate  to  specify  as  low  a  crown  as  1/150  part  of  the  width.  Indeed,  this  hat 
already  been  done  to  some  extent. 

14  Crown  Formulas.  The  purposes  of  this  report  do  not  contemplate  a  ^Hfy" 
of  the  subject  of  crown  formulas,  but  a  few  suggestions  may  not  be  out  of  place.  The 
present  common  practice  of  specifying  an  arbitrary  crown  ratio  for  streets  varying 
in  width  by  75  or  more  percent,  and  this,  too  quite  independent  of  the  street  grade, 
does  not  appear  to  be  founded  on  any  reasonable  basis.  Unless  local  conditkes 
forbid,  a  smaller  crown  should  be  designed  for  a  heavy  than  for  a  light  grade  street 
Tables  have  been  published  which  give  the  allowable  crowns  as  a  function  of  the  grades. 
This  whole  matter  would  seem  to  deserve  much  more  attention  that  it  commonly 
receives." 

Grades.  The  Report  of  Com.  XIII,  1914  Nat.  Coof.  Concrete  Road 
Building  included  the  following  recommendations: 

"The  Committee  have  been  unable  to  find  any  reliable  data  on  the  relative  slipperi- 
ness  of  concrete  pavements.  It  is  greatly  to  be  regretted  that  such  information  b 
not  at  hand.  In  view  of  the  ease  with  which  tests  of  this  nature  could  be  made  and 
the  importance  of  such  knowledge  in  the  design  or  selection  of  pavements,  we  recom- 
mend to  this  convention  that  experiments  along  this  line  be  undertaken,  perhaps  such 
work  can  best  be  done  under  the  guidance  of  some  University  because  of  the  need  d 
unbiased  and  impartial  tests. 

"  From  such  observations  as  we  have  been  able  to  make,  we  see  no  reasons  why  * 
concrete  pavement,  properly  finished,  may  not  be  used  on  grades  as  steep  aa  any 
other  hard  surfaced  pavement,  and  on  steeper  grades  than  either  wood  or  asphalt. 
On  steeper  grades  than  8  or  4%  shallow  corrugations  in  the  surface  will  be  found 
of  much  assistance,  in  fact,  with  grades  of  6%  and  over,  a  real  necessity."     Sea  (50n). 

Thickness.  The  Report  of  Com.  XIII,  1014  Nat.  Conf.  Concrete  Road 
Building,  included  the  following  conclusions: 

"The  thickness  of  the  concrete  pavement  is  controlled  by  many  factors,  such  as 
condition  and  character  of  the  subgrade,  drainage,  traffic,  climatic  conditions,  width 
of  pavement,  etc.    Three  distinct  types  of  cross-sections  are  in  general  use. 

1.  Uniform  thickness  of  concrete  for  all  widths  of  roadway,  and  consequently  with 
the  same  amount  of  crown  in  the  foundation  as  in  the  surface. 

2.  Roadways  in  which  the  concrete  is  thicker  at  the  center  than  at  the  edge  but  in 
which  some  crown  is  given  to  the  foundation. 

3.  Concrete  roadways  in  which  the  concrete  is  thicker  at  the  middle  than  at  the 
edge,  but  which  are  built  upon  a  flat  subgrade.  This  type  seems  to  be  fast  gaining 
in  favor. 

For  a  table  giving  data  on  the  thickness  of  concrete  pavements  in  this  country 
and  some  additional  information  on  thickness,  see  (50n). 

"It  will  be  seen  from  these  data  that  the  thickness  of  concrete  pavements  vari» 
from  6  to  8  in  at  the  crown  line  and  from  5  to  8  in  at  the  edge.  The  necessity  for 
the  greater  thickness  is  perhaps  more  urgent  in  the  northern  than  in  the  southern  parti 
of  the  United  States,  because  of  the  greater  extremes  of  temperature.  Because  of  the 
growing  tendency  to  increase  the  size  of  the  loads,  it  seems  reasonable  to  suppose  thai 
the  extreme  limit  of  thickness  required  has  not  yet  been  reached. 

"Because  of  the  fact  that  the  members  of  this  Committee  have  had  their  attentios 
directed  chiefly  to  the  conditions  obtaining  in  the  northern  states,  it  is  not  without 
some  misgivings  that  they  suggest  the  following  as  conforming  to  the  best  practice. 

1.  Where  the  width  of  roadway  is  not  greater  than  16  ft,  with  a  porous  subsoil, 
subgrade  in  good  condition  and  well  packed  and  with  loads  not  exceeding  6  tons,  in- 
cluding the  vehicle,  a  thickness  of  5  in  at  the  edge  of  the  slab  and  7  in  at  the  center 
is  sufficient  without  reinforcement,  using  slabs  not  greater  than  16  ft  square. 

2.  On  clay  soil  and  the  above  general  conditions,  artificial  drainage  should  be  pro- 
vided and  reinforcement,  \£  to  y%  lb  per  sq  ft,  used,  placed  1H  to  2  in  from  top  surface: 
and  slabs  made  not  larger  than  16  ft  square  and  not  leas  than  6  in  thick  at  edge  of  slab 
and  8  at  the  center. 

A    where  the  roadway  is  in  excess  of  16  ft  with  loads  of  6  to  10  tons  but  with  the 
™*ral  conditions  as  described  in  (1),  the  crown  of  the  pavement  should  haw 
"•  of  8  in  and  the  edge  6  In.     Under  such  circumstances  reinforcement  will 
considered  necessary  and  economical."    See  (50n). 
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Some  Teste  in  Connection  with  Thickness  were  made  by  the  Cal.  State 
Highway  Comm.,  especially  as  regards  the  abilities  of  a  concrete  slab  to  span 
successfully  under  loads  trenches  or  depressions  in  the  subgrade.  Forva 
statement  concerning;  these  tests  and  their  results,  see*  (49a). 

The  Relative  Advantages  of  Flat  and  Crowned  Snbgrades  is  a  subject 
of  much  discussion,  but  is  determined  by  local  conditions.     See  (29). 

MATERIALS 
6.     Quality  of  Aggregates 

Broken  Stone,  Gravel  and  Slag.  Broken  stone  or  gravel  form  the  prin- 
cipal coarse  aggregates  for  concrete  for  road  purposes,  tho  occasionally 
slag  is  used.  With  the  use  of  slag,  care  must  be  taken  that  it  is  of  suitable 
quality,  some  slags  being  so  soft  and  friable  as  to  be  unsuitable  even  when 
the  concrete  is  acting  mainly  as  a  foundation.  Some  other  slags,  however, 
are  equal  in  every  respect  to  the  better  grades  of  broken  stone,  in  some 
cases  even  making  a  stronger  concrete  than  the  stone,  because  of  the  ap- 
parent affinity  of  the  slag  for  the  cement.  See  (28d) .  Generally  in  the  use  of 
slag,  more  water  is  required  than  in  the  case  of  broken  stone  for  making  the 
mixture  of  proper  consistency.  The  choice  between  the  use  of  broken  stone 
and  gravel  depends  largely  on  local  conditions.  Ordinarily,  gravel  when 
mixed  into  concrete  will  produce  a  concrete  of  slightly  greater  cross-break- 
ing and  crushing  resistance  than  broken  stone,  probably  because  the  rounded 
particles  of  the  gravel  permit  and  result  in  a  denser  concrete  in  the  ordinary 
methods  of  the  mixing  and  placing  than  is  obtained  with  the  angular  frag- 
ments of  broken  stone.  A  mixture  of  35  to  50%  gravel  with  65  to  50% 
of  broken  stone  will,  under  the  ordinary  mixing  methods,  give  an  even 
stronger  croncrete  than  either  gravel  or  broken  stone  alone,  probably  for 
the  same  reason,  and  coarse  gravel  which  has  been  run  thru  a  crusher  and 
thus  broken  up  to  some  extent,  will  give  a  concrete  about  equal  in  strength 
to  the  mixture  of  gravel  and  broken  stone  referred  to  above.  Tests  made 
in  the  laboratory  of  the  Md.  Geol.  Survey  in  1905  and  1906  on  4  in  concrete 
cubes  made  from  mixtures  in  the  same  proportions  of  sand,  cement  and 
broken  stone,  the  same  sand,  cement  and  gravel,  and  the  same  sand,  cement 
and  a  mixture  of  the  gravel  and  broken  stone,  showed  the  ultimate  crushing 
strength  to  be  in  the  order  named,  and  furnished  the  foundation  for  the 
foregoing  remarks.  If  the  concrete  is  made  of  gravel  and  is  exposed  directly 
to  the  traffic,  the  tendency  of  the  rounded  gravel  stones  to  be  dislodged 
from  the  mortar  surrounding  them  has  been  noticed,  and  this  seems  to 
exist  to  a  greater  degree  than  is  the  case  with  angular  broken  stone.  On 
the  other  hand,  the  gravel  being  usually  made  by  natural  forces  from  the 
harder  varieties  of  rock,  generally  exhibits  a  greater  resistance  to  wear  than 
many  of  the  rocks  crushed  and  used  for  concrete.  See  (28c)  and  (50d). 
Slag  and  trap  rock  concrete  gave  under  comparative  tests  at  Columbia 
Univ.  an  average  compressive  strength  of  2465.5  lb  per  sq  in  for  the  slag  and 
1975.5  lb  for  the  trap  rock  concrete. 

The  Report,  Com.  Ill,  1914  Nat.  Conf .  Concrete  Road  Building  (50c)  was,  in  part, 
as  follows:  "Tentative  specifications  for  aggregates  are  given  at  the  end  of  the  report. 
Simple  rules  covering  the  most  essential  requirements  are  as  follows: 

1.  For  fine  aggregate,  use  only  sand  or  other  fine  aggregate  that  has  been  actually 
tested  for  mechanical  analysis  and  tensile  strength  of  mortar,  and  is  free  from  fine 
particles. 
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2.  Use  coarse  grained  sands  or  hard  stone  screenings  with  dust  removed. 
8.  Use  sand  or  other  fine  aggregate  that  is  absolutely  clean. 

4.  For  coarse  aggregate,  use  hard  stone,  such  as  granite,  trap,  gravel*  or  hard 
limestone. 

5.  If  bank  gravel  or  crushed  stone  is  used,  always  separate  the  sand  or  screenings 
and  re-mix  in  the  proper  proportions. 

"If  local  conditions  prevent  following  any  one  of  these  rules,  adopt  some  other 
material  than  concrete  for  your  pavement. 
"Briefly  taking  up  each  one  of  these  points: 

1.  Actual  laboratory  tests  are  necessary  for  fine  aggregates,  because  it  is  imfHrmiHr 
for  the  most  expert  builder  to  always  distinguish  by  appearance  between  good  and  poor 
sands.  Sand  may  be  coarse,  of  good  color,  well  graded,  and  apparently  perfectly  dean, 
and  yet  because  of  a  minute  quantity  of  vegetable  matter  may  show  practically  no 
strength  when  made  into  mortar  or  concrete.    See  (20a). 

2.  Coarse  sand  is  necessary  not  only  for  strength  and  density,  but  to  prevent  the 
formation,  on  or  near  the  surface,  of  a  layer  of  fine  material,  consisting  of  a  mixture 
of  dust  and  cement  which  has  no  durability.  Mortar  made  with  fine  sand  or  sand 
having  a  large  proportion  of  fine  grains  of  silt,  hardens  slowly  and  is  especially  objec- 
tionable in  cold  weather.  This  prevents  its  attaining  proper  strength  before  the  road 
is  thrown  open  to  traffic.  A  sand  having  a  considerable  proportion  of  fine  pardda 
may  possibly  show  high  briquette  tests,  and  yet  the  mortar  not  have  good  resistano? 
to  attrition  or  wear. 

8.  Sand  must  be  absolutely  free  from  vegetable  or  organic  matter,  or  it  ia  liable  to 
harden  not  at  all  or  too  slowly  to  be  serviceable.  Frequently,  sand  may  be  entirely 
satisfactory  in  appearance,  and  yet  bo  worthless  for  concrete. 

4.  A  coarse  aggregate  of  hard  quality  is  necessary  to  resist  the  wear  and  abrasion  of 
hoofs  and  wheels.  Failures  of  concrete  roads  have  been  caused  simply  by  the  softness 
of  the  coarse  aggregate.  In  one  instance,  for  example,  shells  were  used  for  the  aggre- 
gate,1 and  the  road  went  to  pieces  as  soon  as  it  was  subjected  to  wear.  See  (60).  All 
stone,  like  shale,  slate,  shells,  and  soft  limestone,  must  be  rejected;  while  trap,  granite, 
and  conglomerate,  are  especially  suitable  materials.  A  hard  limestone,  such  aa  that 
occurring  in  certain  localities  along  the  Hudson  River,  which  is  sold  in  New  York  as 
trap  rock,  is  satisfactory  for  concrete  roads.  A  hard  limestone  cannot  be  cut  with  a 
knife  and  the  specific  gravity  is  high,  say,  over  2.70.  Gravel  does  not  bond  quite  at 
strongly  with  cement  as  does  broken  stone.  When  properly  screened  and  free  from 
dirt,  however,  and  remixed  with  sand  in  the  proper  proportions,  a  good  surface  csa 
be  made  even  for  a  1-course  pavement. 

5.  Many  roads  that  are  now  being  built  will  prove  worthless  because  of  the  use 
of  sand  taken  directly  from  the  bank  without  screening.  If  the  gravel  Ti»atni  as 
much  as  40%  of  stones  and  very  rich  proportions  are  used,  say  1  part  cement  to  S)j 
parts  bank  gravel,  a  fair  concrete  can  sometimes  be  produced,  but  it  is  always  cheaper 
in  such  cases  to  screen  the  gravel  and  remix  the  sand  and  stone  in  proper  proportions. 
There  will  be,  for  example,  a  saving  of  M  barrel,  or  1  bag,  of  cement  per  cubic  yard 
of  concrete  by  using  proportions  1  part  cement  to  2  parts  sand  to  8  parts  screened 
gravel,  instead  of  using  the  unscreened  bank  gravel  in  proportions  1  to  8>$.  This 
difference  will  more  than  pay  for  the  additional  cost  of  screening  the  sand  and  rejecting 
part  of  it.  At  the  same  time,  the  result  will  be  more  uniform  and  the  surface  more 
durable  because  of  the  stones  which  take  the  wear.  When  an  excess  of  sand  is  used 
in  the  mixture,  as  is  the  case  with  run-of-the-bank  gravel,  the  mortar  rises  to  the  top 
when  the  concrete  is  placed  and  the  wearing  surface  is  less  resistant  than  a  mix  thai 
is  uniform  thruout." 

7.    Proportions  of  Aggregates 

Various  proportions  of  the  aggregate,  cement  and  water  are  used  or 
contended  for.     In  the  majority  of  cases,  some  arbitrary  formula  is  gen- 
erally followed,  but  this  practice  is  of  extremely  questionable  value.    If 
it  is  to  be  expected  that  within  a  relatively  short  period,  the  concrete  road- 
ie covered  with  a  bituminous  carpet,  or  other  protecting  surface, 
ily  are  serious  objections  to  providing  a  richer  and  more  ex- 
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pensive  mixture  and  to  using  a  larger  proportion  of  cement  than  is  necessary 
to  give  sufficient  crushing  and  cross-breaking  resistance  in  the  concrete 
under  the  loads  to  be  carried  by  the  concrete  as  an  artificial  foundation. 
On  the  other  hand,  if  no  protective  coating  is  to  be  provided  on  the  con- 
crete, it  may  be  necessary  to  make  the  mixture  sufficiently  rich  in  cement,  as 
will  enable  it  to  resist  to  the  utmost  the  destructive  effects  of  traffic  com- 
ing directly  on  it.  Between  these  two  extremes,  various  proportions  in 
the  mixture  are  possible,  and  the  exigencies  of  the  particular  case  should 
be  carefully  considered  when  the  decision  as  to  the  proportions  is  to  be 
made.  Further,  with  regard  to  the  amount  of  cement  to  be  used  in  any 
case,  it  is  now  generally  recognized  that  the  carrying  power  of  various 
materials  for  cement,  differs  considerably.  That  is,  some  kinds  of  material 
require  more  cement  in  the  mixture  to  give  the  same  strength  than  do  others, 
and  a  similar  remark  may  be  made  in  regard  to  the  cement  itself.  Some 
cements  seem  to  go  further  than  others  when  used  with  the  same  aggregates. 
For  concrete  pavements  exposed  directly  to  traffic  without  the  protection 
of  a  carpet  of  any  kind,  as  much  of  the  coarser  aggregate  as  possible  should 
be  secured  in  a  given  area  of  surface  of  the  road,  in  order  that  the  greater 
part  of  the  wear  from  the  traffic  shall  be  borne  by  this  aggregate  and  not 
by  the  mortar  or  cement.  On  the  other  hand,  where  the  wear  of  traffic 
is  to  be  taken  up  by  a  carpet  and  the  concrete  layer  is  to  act  mainly  as  a 
foundation  for  the  carpet,  the  proportion  of  coarse  aggregate  should  be 
that  which  will  give  the  greatest  sustaining  power  to  the  concrete  mixture, 
regardless  of  the  grinding  or  hammering  effect  of  the  traffic.  Reference 
to  Sect.  2  will  be  advisable  in  this  connection  for  information  concerning  the 
manufacture  of  hydraulic  cement  and  its  characteristics.  N.  C.  Johnson 
(42),  gives  important  information  concerning  concrete,  thru  the  use 
of  microscopic  tests  demonstrating  conclusively  the  need  for  proper 
mixing  of  the  ingredients,  proper  hydration  of  the  cement  and  proper 
proportions  for  all  of  the  materials  used,  and  pointing  out  that  an  excess 
of  cement  not  only  does  not  add  proportionately  to  the  strength  of  the 
concrete  but  actually  weakens  it  in  many  cases.  This  is  particularly  true 
where  concrete  is  used  for  roadway  surfaces.  See  also  (24c),  (50o)  and 
(69b).  The  amount  of  water  necessary  for  concrete  road  construction  will 
of  course  depend  on  local  conditions,  weather  and  other  factors.  It  has 
been  variously  estimated,  at  from  50  to  250  gal  per  cu  yd  of  concrete.  See 
(26d)  and  (501). 

Hydrated  Lime  is  sometimes  added  in  the  mixing  or  used  to  replace  a 
portion  of  the  cement  that  would  otherwise  go  into  the  mixture,  and  the 
amount  of  lime  so  used  is  generally  about  10%  of  the  amount  of  cement. 
The  addition  of  hydrated  lime  to  Portland  cement  mortar  or  concrete  is 
not  new,  but  the  application  of  the  idea  to  some  forms  of  concrete  work  has 
not  been  given  as  much  attention  as  necessary  to  develop  all  the  possibilities. 
The  waterproofing  feature  of  the  addition  had  been  dwelt  upon  to  some 
extent  but  the  other  apparent  advantages  to  be  had  from  the  addition, 
such  as  those  coming  from  the  increased  plasticity  of  the  wet  concrete,  have 
generally  been  ignored.  See  also  (8),  (14),  (34b),  (65)  and  (68).  Where 
concrete  is  to  be  delivered  by  the  spouting  method  the  low  angle  of  slope 
requires  an  excessively  wet  concrete  to  insure  easy  spouting,  and  yet  exces- 
sively wet  concrete  is  undesirable  for  many  reasons.  The  addition  of 
hydrated  lime,  by  its  giving  the  greater  plasticity  to  the  concrete,  reduces 
the  necessity  for  water  in  excess,  and  would  in  many  cases  permit  of  satis- 
factory spouting  of  .the  concrete  on  a  flatter  slope.    Another  point  in  favor 
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of  the  uae  of  lime  in  concrete  pavements  is  an  apparent  effect  of  the  hydraled 
lime  to  reduce  the  tendency  to  segregation  in  the  wet  mortar  of  sand,  cement 
and  stone.  A  further  effect  of  the  addition  of  lime  and  one  particularly 
appreciable  in  highway  work  is  the  reduced  susceptibility  of  the  resulting 
concrete  in  the  matter  of  expansion  and  contraction  of  this  mass,  and  there- 
fore a  reduction  in  the  cracking  so  often  objectionably  evident  in  concrete 
roadways.  In  laying  a  concrete  roadway,  it  is  important  to  have  the 
concrete  wet  enough  to  permit  its  being  readily  and  properly  compacted 
to  form  a  mass  with  a  minimum  of  voids,  and  yet  when  so  wet  to  avoid 
segregation.  The  addition  of  hydrated  lime  seems  to  decrease  the  ten- 
dency of  the  cement  and  sand  to  separate  and  at  the  same  time  to  make 
the  mass  more  readily  compact.  Lime  mortars  are  usually  softer  than 
cement  mortars,  and  there  is  some  question,  which  can  only  be  answered  by 
experience,  whether  or  not  the  addition  of  the  lime  will  result  in  an 
unsatisfactory  degree  of  hardness  in  the  mortar  for  concrete  roadways, 
especially  as  extreme  hardness  and  resistance  to  concussion  and  abrasion 
are  of  greater  importance  for  the  concrete  in  roadways  than  in  most  other 
places  where  it  is  used.  Thoro  mixing  of  hydrated  lime  with  the  cement  is 
important  as  otherwise  a  lack  of  homegeneity  with  its  highly  unsatisfactory 
consequences  will  result.     See  (27a)  and  (36). 

Density  and  Strength.  The  proportions  of  the  various  ingredients 
should,  in  order  to  give  the  greatest  possible  strength  to  the  concrete  road- 
way, provide  the  greatest  density  for  the  concrete.  With  the  use  of  varying 
kinds  of  aggregate,  it  will  then  be  necessary,  in  order  to  secure  the  greatest 
density,  to  determine  accurately  the  irreducible  voids  in  each  kind  of 
aggregate  and  to  proportion  the  ingredients  accordingly.  That  is,  the  voids 
in  the  fine  aggregate  should  be  accurately  determined  and  sufficient  cement 
provided  to  fill  the  voids.  Usually  it  is  best  to  allow  a  slight,  say  5  to  10%, 
excess  of  cement  for  the  actual  voids  to  be  filled  so  as  to  make  up  for 
any  unavoidable  loss  or  waste  in  manipulation.  Having  determined  the 
irreducible  voids  in  the  coarse  aggregate,  provide  such  an  amount  of  mortar 
as  will  fill  these  voids,  also  allowing  a  slight  excess  in  the  mass  of  mortar  for 
the  voids  in  the  coarse  aggregate.  Any  use  of  hydraulic  lime  may  be 
considered  either  as  part  of  the  cement  to  be  used  or  as  the  excess  of  cement 
referred  to. 

Mover  {47)  states  that  "Maximum  density,  other  things  being  equal,  gives  maxi- 
mum strength.  Arbitrary  specifications,  without  previous  knowledge  of  the  character 
of  aggregates  to  be  used,  are  wrong,  and  the  stated  proportions  are  meaningless. 
Various  sizes  of  stone  should  be  used  for  purposes  of  economy  and  for  obtaining  the 
greatest  density  and  strength."    See  (12),  (18),  and  (49b). 

The  Usual  Practice  in  Making  a  Mixture  is  to  assume  arbitrarily  certain 
proportions  for  the  cement,  fine  aggregate  and  coarse  aggregate,  and  in 
most  cases  to  use  far  more  cement  than  is  necessary  or  desirable. 

The  Report,  Committee  XIV,  1914  Nat.  Conf.  Concrete  Road  Building 
included  the  following:    See  also  (50o). 

Variations  in  Local  Conditions.  "Any  specification  for  proportion  and  consistency 
of  materials  for  concrete  pavement  must  be  general  and  suggestive,  rather  than  manda- 
tory, adaptive,  or  rigid.  The  representatives  at  this  conference  come  from  all  parts 
of  the  country,  from  districts  whose  geological  formations  furnish  concrete  materials 
differing  widely  in  their  physical  and  chemical  composition,  and  also  furnish  soils  of 
equally  wide  characteristics  upon  which  these  pavements  are  to  be  laid.  A  rule  that 
may  be  admirable  for  a  granite  district,  furnishing  hard  cubical  well  graded  rock, 
~.»  #.n  ..+teriy  if  applied  to  a  district  whose  only  resource  is  soft  limestone  or  gravel 
tato  shape  instead  of  fracturing  into  sharp  angled  cubes.  Ideal  paving 
iombination  of  perfect  mineral  aggregates  and  cement  in  such  proportion 
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as  will  give  the  greatest  possible  density,  and  in  which,  for  economical  considerations, 
-the  cement  content  is  the  least  possible  consistent  with  ultimate  strength  and  durability. 
Relative  cost  of  material  may  justify  greater  thickness  of  base  with  less  crushing  or 
tensile  strength  per  unit  area. 

Proportions  of  Ingredients  of  Concrete.  "  For  the  base  of  two -course  pavement, 
-with  sound  hard  limestone  or  gravel  having  40%  voids,  screened  washed  bank  sand 
having  30%  voids,  and  Portland  cement  passing  the  standard  specifications  of  the 
Am.  Soc.  Test.  Mat,  the  proportions  should  be  1  sack  of  cement,  2H  cu  ft  of  sand 
au&d  5  cu  ft  of  crushed  stone  or  gravel,  the  aggregate  having  been  so  proportioned  as 
to  eliminate  the  voids  as  far  as  practicable. 

"  For  ONB-COUBSE  pavement  the  proportions  should  be  1  sack  of  cement,  2  cu  ft  of 
smnd  and  not  more  than  8  cu  f t  of  crushed  stone  or  graveL 

"  Consistency  of  Concrete.  The  amount  of  water  should  be  such  as  to  make  the 
concrete  plastic  and  still  retain  its  shape,  such  as  is  commonly  called  a  quaking  mixture, 
ndethods  and  distance  of  transportation  before  depositing  will  be  factors  in  determining 
the  amount  of  water  used.  Concrete  deposited  from  buckets,  travelling  along  a  boom, 
may  have  more  water  added  than  when  wheeled  for  a  considerable  distance  in  barrows 
or  carts.  In  the  latter  tase,  the  unavoidable  shaking  brings  the  lighter  materials  to 
the  surface  and  causes  a  segregation  of  the  materials,  which  results  in  an  improper 
mixture  when  deposited. 

•*  Proportions  of  Wearing  Course.  The  fine  aggregate  for  wearing  course  shall  be  mixed 
-with  Portland  cement  in  the  proportion  of  1  sack  of  cement  to  2  cu  ft  of  the  graded 
mineral  aggregate.  While  this  furnishes  a  considerable  excess  of  cement,  greater 
impermeability  is  secured. 

"  Consistency  of  Wearing  Course.  Sufficient  water  shall  be  used  with  the  fine  aggre- 
gate to  form  a  mortar  that  will  work  easily  under  the  template  and  at  the  same  time 
retain  its  shape  when  deposited." 

8.    Mixing  Cement-Concrete 

Miring  the  Ingredients  for  the  Concrete  in  a  Machine  designed  for  the 
purpose  and  then  placing  the  prepared  mixture  on  the  subgrade  made 
ready  to  receive  it  so  as  to  give  the  thickness,  grades  and  cross-sections 
desired,  is  at  present  the  more  usual  method  of  constructing  concrete  road- 
ways. Attempts  have  been  made  to  roll  the  concrete  after  so  placing, 
and  they  have  been  more  or  less  successful.  See  Art.  14.  Various  makes 
of  machines  for  mixing  the  concrete  and  different  contrivances  for  con- 
veying it  from  the  machinery  to  the  road-bed  are  in  use,  each  claiming 
some  special  advantages.  The  desirable  points  for  such  machines  are 
uniformity  of  mixing,  rapidity  of  work  consistent  with  uniformity,  ease 
of  cleaning,  convenience  of  operation  and  reasonable  cost  of  operation, 
and  ease  of  movement  from  place  to  place  on  the  road.  For  conveying  and 
placing  contrivances,  it  is  necessary  that  they  be  flexible,  and  that  they 
shall  prevent,  insofar  as  practicable,  any  tendency  of  the  concrete  mixture 
to  segregate. 

The  Report  of  Committee  XI,  1914  Nat  Conf.  Concrete  Road  Building 
includes  the  following  recommendations:    See  also  (501). 

"In  the  construction  of  concrete  roads,  probably  no  really  important  part  of  the 
work  is  given  less  consideration,  in  specifications  and  in  the  field,  than  the  actual  mix- 
ing and  placing  of  the  concrete.  The  following  notes,  based  upon  observations  in 
field,  and  the  results  of  tests,  were  prepared  with  a  view  of  pointing  out  the  difference 
between  good  and  bad  practice,  and  to  serve  as  a  basis  for  recommendations  covering 
this  phase  of  the  work. 

"  The  Mixer.  The  concrete  mixer  should  be  of  the  batch  type  provided  with  an 
automatic  water  tank,  traction  drive  and  power  loader.  Mixers  having  a  boom  and 
bottom  dump  bucket  of  sufficient  size  to  convey  one  complete  batch  for  placing  the 
mixed  concrete,  are  preferred.  However,  buckets  of  other  types  and  sizes,  open 
troughs  and  revolving  tubes  can  be  used,  and  will  give  good  results.    An  abuse  of  the 
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revolving  tube  distributing  method  lies  in  operating  batch-mixers  so  equipped  at 
continuous  mixers,  the  supposition  being  that  as  the  tube  is  provided  with  blades  and 
revolves,  the  materials  are  mixed  in  the  tube.    This  tube  serves  only  as  a  conveyer 
and  cannot  to  any  degree  take  the  place  of  or  serve  as  a  mixer.     Concrete  cannot  be 
successfully  conveyed  or  delivered  thru  a  trough  or  spout,  thru  which  it  must  flow 
by  gravity,  for  if  it  is  mixed  to  a  consistency  such  that  it  will  flow  at  the  required 
angle,  the  concrete  will  be  too  wet  for  the  best  results.    The  mixer  should  be  pro- 
vided with  a  suitable  automatic  water  tank  which  can  be  quickly  filled  and  esap- 
tied,  so  that  when  once  determined,  the  required  amount  of  water  can  be  added 
to  each  batch  of  concrete.     A  number  of  so-called  automatic  tanks  on  mixers  are  not 
satisfactory  owing  to  their  limited  capacity,  delay  in  filling  and  emptying,  and  to 
the  fact  that  they  depend,  for  successful  operation,  upon  a  constant  water  pressors. 
Water  is  pumped  on  most  road  jobs,  with  small  gasoline  or  steam  pumps,  and  it  a 
not  possible  to  maintain  uniform  pressure  in  the  feed  line.    An  automatic  measuring 
tank  of  the  required  capacity,  that  may  be  emptied  quickly,  connected  by  means  of 
a  comparatively  large  pipe,  with  an  auxiliary  or  storage  tank  of  about  60  gal  capacity, 
would  be  more  satisfactory  than  the  one  tank  system  commonly  used.      Where 
necessary  to   keep  from   cutting  up  the  subgrade  and   to  facilitate  moving,   the 
wheels  of  the  mixer  should  be  run  on  suitable  planking.     Material  of  good  quality, 
3    in    thick   by  10  in  wide,  in  comparatively  short  lengths,  with  square  ends,  wiB 
be  found  satisfactory  for  this   purpose.    The  power  loader  or  skip  should    be  of 
sufficient  size  to  hold  all  the  materials  required  for  the  batch.     In  charging  the 
skip  a  part  or  all  of  the  coarse  aggregate  should  be  placed  first,  and  the  cement, 
fine  aggregate,  and   remaining   coarse  aggregate,  if  any,  on  top  of  this.      AD  the 
cement  should  be  in  the  skip  before  the  last  of  the  aggregate  is  added.     If  charged 
in  this  manner  there  will  be  less  tendency  for  the  materials  to  stick  in  the  skip  when 
emptying  and  less  loss  of  cement  on  windy  days.     A  systematic  method  of  loading 
the  skip  will  also  serve  as  a  check  on  the  right  amount  of  material  being  placed  each 
time.    The  filling  of  the  skip  is  accomplished  in  practice  in  two  ways;    by  the  use 
of  wheelbarrows  and  by  shoveling  direct  from  the  supply  piles  into  the  skip.     This 
latter  practice,  however,  should  be  discouraged,  for  accuracy  is  impossible,  and  it 
encourages  carelessness.    Besides,  the  entire  loading  gang  loses  time  waiting,  while 
the  skip  is  raised  and  lowered. 

"  Mixing  Concrete.    No  important  operation  is  given  less  attention  than  the  mixing 
of  the  concrete.    Frequently  in  practice,  the  time  the  materials  remain  in  the  drum 

is  governed  only  by  the  speed 
of  the  gang  charging  the 
skip.  At  tunes  the  batch 
mixer  is  operated  practically 
as  a  continuous  mixer,  by 
fastening  the  discharge  scoop 
or  spout  so  that  there  is  a  con- 
stant flow  of  concrete  from 
the  mixer.  The  quality  of 
concrete  is  largely  dependent 
upon  thoro  mixing.  To  in- 
sure thoro  mixing,  the  revo» 
rations  per  minute  of  the 
mixer  and  the  time  the  com- 
plete batch,  including  water, 
remains  in  the  mixer,  should 
be  specified.  To  specify 
either  the  revolutions  per 
minute  or  the  time,  is  not 
sufficient  as  is  plainly  shown 
by  the  following  tabulation* 
of  field  observations: 


Job 

Mixer 

Rev  per 
Min 

Mixing 
Time 

1 

Smith 

10 
18 
18 
14 
13 
16 
11 
24 
18 
18 
16 
82 
16 
7 
18 

lHmin 
40  to  46  sec 
80  sec 

2 
8 

Koehring 

4 

Foote 

46  sec 

6 
6 

7 

Eclipse 

Austin  Cube . . . 
Smith 

2  min 
60  to  65  sec 

2  min 

8 
9 

Foote 

30  sec 
25  sec 

10 
11 
12 
13 
14 
15 

Austin  Cube. . . 
Austin  Cube. .  . 

20  sec 
20  to  60  sec 
15  sec 
10  sec 
1  min 
20  sec 

**1 


'Upon  inquiry  of  the  manufacturers  it  was  found  that  the  revolutions  per  minute 
of  the  drum  of  batch  mixers  varies  for  different  makes  and  for  different  sizes  of  the  same 
*—i"»  as  shown  by  the  following  table  compiled  from  data  furnished  by  the  manu- 
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Capacity  and  Speed,  Revolutions  per  Minute,  of  Paying  Mixers 


Name  of  Mixer 


Austin  Cube. 


Chicago  Mixer. . . 

Smith  Mixer 

Foote  Mixer. .... 
Koehring 

Oshkosh 

Milwaukee 

Ranaome. 


Standard. 


Chain  Belt. 


Rated 
Capacity 

Cu  Ft 
Unmixed 
Material 


14 

22 
10 
14 
28 
80 
14 
24 
33 

7 
13 
28 

7 
12 
20 
24 
80 
18 

8 
14 
20 

8 
10 
18 
21 
24 
28 

7 
15 
21 
80 
10 
15 


Capacity 
Bags  of 

Cement  in 

1:2:3 

Mix 


3 
1 
2 
8 
5 
2 
4 
5 
1 
2 
8 
1 
2 
8 
4 
5 
8 
1 
2 
8 
1 
1 
8 
8 
4 
4 
1 
2 
8 
5 
1 
2 


Rev  per 

Min 
of  Drum 


18 

18 
15 
12 
11 
10 
14 
12 
11 
18 
16 
14 
20 
17 
16 
15 
15 
18  to  20 
20 
18 
18 
21 
21 
20 
20 
17 
17 
16 
14 
14 
13 
20 
18 


Name  of  Manufacturing  Co. 


Municipal    Engineering    A    Con- 
tracting Co. 

Chicago  Concrete  Machinery  Co. 


T.  L.  Smith  Co. 


Foote  Concrete  Machinery  Co. 


Koehring  Machine  Co. 


Oshkosh  Manufacturing  Co. 
Milwaukee  Concrete  Mixer  Co. 


Ransome  Concrete  Machinery  Co. 


Standard  Scale  A  Supply  Co. 


Chain  Belt  Co. 


"Because  of  the  shape  and  arrangement  of  the  interior  of  the  drum,  the  rate  at 
which  a  given  mixer  is  operated  has  a  direct  bearing  upon  the  quality  of  the  concrete, 
therefore  the  drum  should  be  operated  at  approximately  the  speed  at  which  the  manu- 
facturer claims  the  best  results  would  be  obtained.  It  is  recommended  that  all  speci- 
fications contain  a  clause  to  the  effect  that  all  the  materials  in  any  one  batch,  including 
the  water,  should  remain  in  the  drum  of  the  mixer  at  least  45  sec  before  any  of  the 
concrete  is  discharged.  In  all  cases  the  drum  should  be  completely  emptied  before 
the  next  skip  of  materials  is  dumped  into  the  mixer.  This  is  a  source  of  constant 
controversy  between  the  engineer  or  inspector  and  the  contractor,  especially  where 
the  mixer  used  is  equipped  with  an  open  trough,  or  with  a  boom  and  bucket  when  the 
bucket  is  not  large  enough  to  hold  the  whole  mixed  batch.  The  operator  should 
start  the  water  into  the  drum  as  soon  as  the  skip  is  in  position  to  dump,  that  is,  it 
is  not  necessary  to  mix  materials  dry  before  adding  water.     See  also  (50 1). 

"  Consistency.  The  practice  on  road  work  is  to  mix  concrete  entirely  too  wet. 
This  causes  a  separation  of  the  coarse  materials  from  the  mortar,  resulting  in  stony 
pockets  thruout  the  concrete.  Where  the  concrete  is  mixed  too  wet,  it  is  practically 
impossible  to  obtain  and  hold  the  required  crown,  and  stony  patches  frequently  appear 
on  the  surface  after  it  has  been  finished,  owing  to  the  flow  of  water  and  mortar  to 
the  sides.  In  striking  off  and  floating  concrete  mixed  with  an  excess  of  water,  it  is 
also  practically  impossible  to  obtain  a  surface  of  the  desired  character,  as  the  excess 
of  water  collects  in  and  hides  depressions  and  other  inequalities  in  the  surface,  which 
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cannot  be  corrected  aa  they  are  not  apparent  until  after  the  water  haa  evaporated. 
In  addition  to  the  difficulty  encountered  in  getting  wet  concrete  into  the  pavement 
in  a  manner  which  will  give  the  best  results,  laboratory  tests  and  results  ol 
in  the  field  show  that,  other  things  being  equal,  a  wet  mixture  is  of  inferior 
and  quality  to  concrete  of  a  medium  wet  consistency.  The  marked  effect  in  the  strength 
of  concrete  that  a  variation  in  the  consistency  produces,  is  shown  in  the  following 

table  of  results  of  tests  made  in  tat 
=====^===     Sheffield  Scientific  School  of  Yale  Umv. 

by  Robinson.    See  (64). 

"In  this  test  water  was  added  from  20 
to  42%  according  to  the  following 
method:  As  a  minimum, 
water  was  taken  to  moisten  the 
and  sand,  and  then  there  w 
20%,  of  the  amount  of  the  cement,  by 
weight,  water.  Each  subsequent  mix- 
ture was  increased  by  2V£%  water.  It 
was  noted  that  the  42H%  mixture 
was  about  as  wet  as  is  used  in  the  ai 
age  wet  mixture,  tho  drier  than 
slushy  mixes. 

"As  yet,  there  is  not  sufficient  data  on 
which  to  base  a  definite  conclusion 


Percent  Water 


20... 
22  H- 
25... 
27  M. 
30..  . 
82.  H 
35... 

37  a. 

42^. 


7Daysf 

30  Days* 

2052 

2777 

2173 

8132 

2277 

8278 

2500 

8516 

1722 

2874 

1413 

2416 

1222 

1977 

1097 

1819 

652 

1500 

60Daysf 


3194 
8305 
8888 
8597 
8166 
2666 
2888 
2173 
1888 


♦Average  of  two  tests.    fOne  test  only. 


tive  to  the  influence  of  the  consistency  of  concrete  upon  the  expansion  and  contraction; 
however,  information  at  hand  seems  to  show  that  this  action  is  influenced  very  largely 
by  the  consistency.  Owing  to  the  methods  employed  in  striking  off  and  *>—w,rfnf 
the  surfaces  of  concrete  pavements,  there  is  little  likelihood  of  mixing  the  concrete 
too  dry.  Concrete  mixed  with  an  excess  of  water  is  easier  to  mix,  to  handle*  to  place 
and  to  finish,  than  concrete  of  the  proper  consistency,  which  explains  the  tendaoclei 
toward  wet  mixtures.  The  amount  of  water  in  the  concrete  should  be  such  as  to 
cause  it  to  settle  to  a  flattened  mass  when  dropped  from  the  bucket,  but  not  eumoeat 
to  cause  it  to  flow  readily  on  the  subgrade.  The  consistency  should  be  such  aa  not 
to  require  tamping,  but  not  so  wet  as  to  cause  a  separation  of  the  mortar  from  the 
coarse  aggregate  in  handling  and  placing.  If  there  is  an  excess  of  water  on  the  surface, 
or  the  mass  has  a  tendency  to  flow  or  settle  out  of  position  after  being  floated,  tat 
concrete  has  been  mixed  too  wet." 

The  Report  of  Com.  VIII,  1916  Nat.  Conf.  Concrete  Road  Building  (50 1),  says  .  . . 
"your  Committee  believes  that  with  the  average  amount  of  moisture  found  in  con- 
crete materials,  the  water  to  be  used  in  a  proper  mix  for  concrete  used  in  road  makiaff 
should  not  exceed  6  lb  per  cu  ft  of  material,  this  meaning  the  cement,  sand  and  stone 
used,  measured  loose.  This  is  approximately  1  gal  of  water  for  each  cubic  foot  of 
concrete  in  place.  Dry  materials  in  hot  weather  require  more  water,  and  rain  soaked 
sand  and  stone  require  less  water.  The  most  needed  reform  in  the  mixing  and  placing 
of  concrete  for  roads  is  less  water  than  is  generally  used." 

Proportion  of  Water.  Fletcher  correctly  states  that  a  variation  in  the  proportioa 
of  water  used  in  the  mixes  is  largely  responsible  for  inequalities  in  both  the  character 
of  the  concrete  and  its  evenness  of  surface,  and  that  no  matter  what  mechanical  con- 
trivances exist  for  controlling  the  supply  of  water  in  the  several  batches,  the  operatioi 
of  the  machines  will  vary  and  the  results  will  be  unsatisfactory.  Ponding  for  curiae 
the  concrete  is  therefore  advocated  as  effective  for  curing  and  also  for  compensating 
the  inequalities  of  the  water  in  the  different  mixtures.    See  Art.  14.  ' 

Duration  of  Mixing.  Uhler  states  (63)  that  "Every  batch  of  concrete  is  mixed 
for  llA  min;  the  reason  for  this  being  that  a  number  of  experiments,  made  during 
the  progress  of  the  work,  indicated  that  the  greatest  strength,  commensurate  with 
economy  in  cost  of  mixing  is  obtained  from  a  mix  of  this  timing.  The 
which  resulted  in  this  conclusion  were  as  follows: 

3^  min  mix,    9  rev,  8  day  test,  1400  lb  per  sq  in, 

1  min  mix,  17  rev,  8  day  test,  1587  lb  per  sq  in, 
1V£  min  mix,  26  rev,  8  day  test,  1924  lb  per  sq  in, 

2  min  mix,  35  rev,  8  day  test,  1661  lb  per  sq  in, 

3  min  mix,  51  rev,  8  day  test,  1673  lb  per  sq  in. 
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aws  that  if  these  results  are  plotted,  the  curve  would  break  between  the  1H 
2-min  periods.  If  the  accuracy  of  the  results  on  the  1H  min  mix  be  questioned, 
i  figure  assumed  to  lie  between  1587  and  1661,  the  results  plotted  so  as  to  form 
will  show  that  the  rate  of  increase  in  strength  decreases  with  increase  in  the 
mix,  and  the  increase  obtained  from  the  2  and  3  min  periods  is  scarcely  worth 
itional  time  and  cost  involved." 

9.    Tests  of  Cement-Concrete  for  Pavements 

intial    Properties.    The   most   important   requirement   in   concrete 
dways  is  uniformity,  and  this  is  also  one  of  the  most  difficult  to  obtain. 

operations  of  mixing  and  placing  concrete,  there  is  always  present 
ency  toward  segregation  of  the  mortar  and  different  sixes  of  aggregate 

results  in  pockets,  or  areas  of  different  composition  thruout  the 
te  layer  and  more  especially  in  its  surface.  It  is  evident  that  the 
noe  to  the  effects  of  traffic  will  be  unlike  in  different  areas,  and  a 
i  danger  exists  of  lack  of  uniformity  in  wear.  The  results  of  non- 
nity  are  holes  in  the  surface  and  irregular  cracks  thru  the  mass, 
deans  that  the  surfacing  of  the  worn  concrete  with  other  materials 
ive  to  be  begun  at  an  earlier  date  than  would  otherwise  be  the  case 
ormity  of  wear  were  had,  to  say  nothing  of  the  increased  cost  of 
i  to  the  original  surface  in  the  meantime.  See  (59).  High  resistance 
forces  tending  to  produce  expansion  and  contraction  in  the  concrete 
ther  desirable  quality  in  the  concrete  roadway.  This  is  especially  un- 
it where  the  concrete  is  not  covered  by  a  protective  coating  and  the 
referred  to  have  the  greatest  opportunity  for  action,  while  the  effects 
n  action  are  also  most  appreciable.  It  is  believed  that  the  greater 
nsity  of  the  concrete,  the  higher  the  resistance  to  expansion  and  con- 
>n.  An  effort  has  been  made  to  test  concrete  for  the  qualities  involved 
use  for  roadways  at  the  University  of  Minnesota,  but  the  machine 
in  the  test  has  not  been  standardised,  nor  has  the  work  with  it 
ssed  far  enough  to  show  its  qualifications  sufficiently  to  recommend 
option  for  standard  testing  purposes.  See  (43)  . 
d  Samples  of  Cement-Concrete.  Method  recommended  by  First 
rence,  1917,  State  Highway  Testing  Engineers  and  Chemists, 
len  Taken,  Samples  shall  be  taken  regularly,  for  the  general  control  of  strength 
iformity  on  1  day  of  each  week  of  work;  and  at  irregular  intervals,  whenever  a 
te  change  is  noted  in  the  character  or  grading  of  one  or  more  materials  or  in 
tment  affecting  the  entire  mix. 
imber  of  Samples. 
i  taking  regular  samples  three  specimens  should  be  molded  to  be  broken  one 

i  of  the  periods,  14  days,  28  days,  and 

l  taking  irregular  samples,  nine  specimens  should  be  molded,  three  to  be  broken 

i  of  the  periods,  14  days,  28  days,  and 

»w  Taken.    The  batch  sampled  for  general  purposes  should  be  similar  in  con- 
y  and  general  grading  of  the  aggregate  to  the  regular  run  of  batches  being 

out.  The  sample  from  which  specimens  are  molded  should  be  composed  of 
1  portions  taken  during  the  discharge  of  one  batch  in  order  to  represent  an 
e  of  the  batch;  or  the  batch  may  be  dripped  upon  the  subgrade  and  concrete 
leveral  points,  taking  care  to  exclude  dirt,  placed  in  a  clean  wheelbarrow  or 
sontainer,  avoiding  additional  mixing." 

to  of  Field  Samples  of  Cement-Concrete.  Method  recommended  by 
Conference,  1917,  State  Highway  Testing  Engineers  and  Chemists, 
mi  of  Specimen.  The  test  specimen  may  be  a  cube,  a  prism  or  a  cylinder, 
is  felt  that  a  cylinder  6  in  in  diameter  by  12  in  high  will  give  the  most  satia- 
f  results.  Molds  of  all  types  can  be  successfully  used,  from  the  most  permanent 
se  which  can  be  used  only  in  forming  a  single  specimen. 
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«  Molding  Specimens.  The  molding  should  be  done  as  near  the  mixer  as  practi- 
cable, and  the  concrete  should  be  conveyed  to  the  molds  with  as  little  jarring  or  mixing 
as  possible.    The  molds  should  be  placed  on  a  flat,  non-absorbent  surface,  and  tbt 

concrete  should  be  placed  in  layers  of inches,  with  slight  puddling  by  means  of 

a  M-in  steel  rod. 

"  Storing.  Specimens  should  be  permitted  to  remain  in  position  where  molded 
for  a  period  of  24  hr.  At  the  end  of  that  period  they  may  be  stored  on  the  completed 
concrete  pavement,  buried  in  the  same  covering  material,  and  moistened  at  the  ant 
intervals,  until  ready  for  shipment  to  the  laboratory;  or,  if  not  considered  practfeab* 
to  store  on  the  completed  concrete,  they  may  be  covered  at  the  point  of  molding  wits 
the  same  covering  material  as  used  for  the  concrete  pavement,  and  moistened  at  the 
earns  intervals,  until  shipped  to  the  laboratory. 

M  Shipment.    Specimens  must  be  suitably  protected  from  injury  during  shipment 

"  Testing.  Specimens  should  be  capped  with  mortar  shortly  after  molding,  or  with 
plaster  of  Paris  just  before  testing,  so  as  to  provide  plane  bearing  surfaces.  The  plant 
surface  is  formed  by  placing  the  specimen  on  a  flat,  non-absorbent  surface  and  pi  i  iiing 
a  flat  plate  on  the  soft  mortar  or  plaster  cap.  In  testing,  the  specimens  are  mounted 
in  the  testing  machine  with  spherical  bearing  block  placed  on  top  of  the 
the  capped  specimen  being  placed  in  direct  contact  with  the  steel  bearing  auifi 

Compression  Tests.  Uhler  states  (63)  that  "Another  feature  that  has  baa 
brought  out  in  connection  with  this  work  is  the  great  variation  in  strength  of  6-a 
cubes  of  the  regular  mix,  made  up  daily  during  the  progress  of  the  work,  and  set  aside 
for  testing  at  periods  of  7,  14  and  28  days  and  6  months.  The  7-day  compresses 
test  runs  from  1065  to  3635.  The  14-day  test,  from  1572  to  4212.  The  2&-day  test 
from  2362  to  5361.  As  yet,  no  6-month  breaks  have  been  made.  These  wide  vane- 
tions  in  strength  values  may  be  due  to  a  combination  of  several  causes,  mcbidcat 
variations  in  the  quality  of  the  cement  and  mineral  aggregates;  difference  in  stomp 
temperature,  some  of  the  specimens  having  been  made  up  during  warm  weather  asd 
some  during  very  cool  weather;  possible  slight  differences  in  the  mix,  and  difference! 
in  the  molding  and  compacting  of  the  specimens;  and  finally,  the  unavoidable  experi- 
mental variations  in  making  and  breaking  the  specimens.  Since  every  one  of  thaw 
factors,  except  the  last  named,  enter  into  the  actual  construction  work,  the  importance 
of  systematic  testing  of  the  cement  used,  examination  of  the  sand  and  atone,  par- 
ticularly with  reference  to  grading,  and  strict  adherence  to  uniform,  approved  methods 
of  mixing,  placing,  compacting  and  curing  the  concrete  in  the  pavement,  are  fordWy 
demonstrated  by  the  range  in  these  daily  strength  values." 

Rattler  Tests  by  Roman  (58).  "The  experiment  consisted  of  preparing  blocks 
of  concrete,  mortar  and  cement  of  a  standard  paving  brick  size,  8>$  by  4  by  8H  k» 
and  submitting  them,  when  90  days  old,  to  the  rattler  test  for  paving  brick.  Tat 
same  cement  was  used  in  the  preparation  of  all  of  the  blocks,  and  the  same  sand  wu 
used  in  the  mortar  and  concrete  blocks.  The  quantity  of  water  used  waa  such  as  to 
give  a  cement  paste  of  normal  consistency  for  the  cement  blocks,  and  such  as  to  gbe 
mortar  and  concrete  which  could  be  floated  without  tamping,  but  which  were  not  m 
wet  that  they  would  flow  readily.  The  mortar  blocks  were  made  of  1  part  cemcat 
and  2  parts  sand,  and  the  concrete  blocks  of  1  part  cement,  2  parts  sand  and  3££  para 
gravel  or  crushed  stone.  All  measurements  were  by  weight.  The  blocks  were  kept 
under  wet  sacks  for  1  week  and  after  this  period  they  were  sprinkled  with  water  oaa 
a  week.  The  blocks  were  all  tested  in  the  rattler  at  the  age  of  approximately  90  daja 
after  they  had  been  air  dried  for  1  week.  The  rattler  used  was  a  standard  parse; 
brick  rattler  as  recommended  by  the  Nat.  Paving  Brick  Mnfrs.  Assn.,  rotated  st 
the  rate  of  30  rev  per  min.  Ten  blocks  were  taken  for  each  test  and  a  standard  ebatfe 
of  300  lb  of  cast  iron  shot  used.  In  order  to  follow  closely  the  effect  of  this  abraska 
test,  all  the  blocks  were  submitted  to  repeated  rattler  test  of  900  rev  each.  Tea  paries 
bricks,  representing  5  brands  of  blocks  used  on  State  Aid  roads  in  Illinois,  were  sub- 
mitted to  a  similar  test.  Each  block  was  marked  in  such  a  way  that  it  could  not  ot 
identified  during  the  entire  experiment. 

"While  no  definite  conclusions  can  be  drawn  from  these  tests  as  to  the  relative 
wearing  qualities  of  brick  and  concrete,  yet  the  results  obtained  appear  to  briag 
out  the  following  facts,  which  have  a  bearing  on  concrete  road  construction: 

I.  The  advisability  of  using  rather  small  aggregates  in  one-course  concrete  read 
istruction.    This  will  tend  to  insure  more  uniform  wear  and  a  smoother  surface. 
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— Showing  Total  Losses  in  Percent  by  Weight  of  Blocks 


s  of  Rattler 

900 

1800 

2700 

8600 

*o.    1 

No.    2 

22.0 
22.6 
23.0 
23.1 
24.2 
21.2 
20.2 
22.8 
25.5 
27.0 
28.2 
84.4 
84.8 
39.5 
88.1 
41.8 
84.5 
42.9 
82.0 
86.2 
82.2 
86.5 

37.6 

85.7 
12.4 
11.8 
16.4 
15.2 
12.1 
12.1 
11.8 
16.6 
16.5 
12.8 
13.7 

89.7 
39.6 
41.2 
40.8 
42.5 
87.8 
87.5 
41.5 
45.6 
47.8 
41.4 
54.2 
65.2 
61.9 
60.8 
63.4 
50.4 
63.8 
49.7 
54.2 
50.7 
66.4 

59.1 

63.7 
17.8 
16.4 
24.2 
21.8 
17.6 
22.2 
broken 
21.4 
24.1 
20.2 
20.6 

58.0 
52.8 
54.2 
54.1 
66.8 
50.3 
49.8 
66.0 
59.4 
62.7 
64.7 
79.6 
78.5 
76.9 
78.6 
69.2 
62.0 
broken 
66.2 
70.0 
65.1 
71.1 

76.5 

66.6 
28.1 
20.5 
29.4 
27.6 
22.6 
29.7 

•  •  •  * 

26.7 
81.2 
24.7 
26.2 

64.7 
68.9 

No.    3 

66.5 

No.    4 

66.2 

No.    5 

68.3 

No.    6 

61.7 

No.    7 

61.7 

No.    8 

66.9 

No.    9 

72.3 

No.  10 

76.5 

sk  No.     1 

66.8 

sk  No.    2 

sk  No.    3 

ek  No.    4 

ck  No.    5 

«k  No.    6 

ck  No.    7 

ick  No.    8 

>ck  No.    9 

>ek  No.  10 

cent  loss  of  concrete  blocks 

cent  loss  of  crushed  stone  concrete 
to  6  inclusive ..,...,..,.,,    , 

•  •  •  • 

-cent  loss  of  gravel  concrete  blocks 
ndusive 

:k  D  No.    1 

28.5 

skDNo.    2 

24.0 

BkP  No.    8 

84.2 

ekP  No.    4 

80.7 

ck  A  No.    5 

26.6 

ck  A  No.    6 

86.1 

ck  S  No.    7 

ick  S  No.    8 

80.3 

ick  B  No.   9 

88.6 

ick  B  No.  10 

28.8 

ercent  loss  of  paving  brick 

80.8 

D  No.  1,  and  D  No.  2,  Danville  Blocks;  P  No.  8  and  P  No.  4,  Poston 
^  No.  5,  and  A  No.  6,  Albion  Shale  Blocks;  S  No.  7,  and  S  No.  8,  Spring- 
ks;  B  No.  9,  and  B  No.  10,  Barr  Blocks. 

apparent  advantage  as  far  as  wearing  qualities  are  concerned  of  the  2-course 
in  concrete  road  construction.  A  rich  mortar  or  fine  aggregate  concrete 
is  be  used  for  the  surface  course,  insuring  much  better  wearing  qualities.  At 
>  time,  a  lean  concrete,  or  aggregates  of  rather  poor  quality,  could  be  used 
>wer  course  and  the  resulting  cost  of  the  road  would  probably  be  less  than  the 
he  one-course  concrete  pavement,  as  built  at  the  present  time. 
s  disadvantage  of  using  a  very  wet  concrete  or  of  excessive  floating  of  the 
,  both  of  which  have  the  effect  of  bringing  to  the  surface  of  the  road  a  layer 
cement  The  above  tests  show  that  neat  cement  will  not  stand  impact  and 
idly  be  worn  off  under  traffic.  It  seems  probable  that  some  of  the  depressions 
srm  on  concrete  pavements  are  due  to  the  wearing  of  neat  cement  as  well  as 
snnation  of  stone  pockets." 

v  Tests  by  Abrams  (11).  "The  machine  used  is  a  brick  rattler  of  the  Talbot* 
ype.  The  concrete  tested  is  molded  into  blocks  with  square,  8-in  faces  and 
of  6  in.  The  10  blocks  constituting  a  test  set  are  arranged  around  the  perimeter 
Irum  and  held  in  place  by  wooden  wedges,  the  faces  toward  the  inside  forming  a 
i  polygon.  The  abrasive  charge  consists  of  about  200  lb  of  cast  iron  spheres, 
;  in  in  diameter,  and  the  remainder,  about  133,  1  %  in  in  diameter.    These  are 
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placed  inside  the  rattler  and  the  end  of  drum  covered  with  a  heavy  wire  screen.  Tb 
test  consists  of  the  exposure  of  the  blocks  to  the  action  of  the  spheres  in  the  revolvinj 
drum  for  3600  rev  at  a  rate  of  about  30  rev  per  min.  The  loss  in  weight  of  the  blocfa 
has  varied  from  8  to  25%.  The  advantages  which  this  method  of  testing  is  believed 
to  have  are  as  follows: 

1.  The  concrete  is  subjected  to  a  treatment  which  approximates  that  of  service. 

2.  The  test  piece  is  of  usual  form  and  of  sufficient  size  that  representative  concrete 
can  be  obtained. 

3.  The  test  pieces  are  convenient  to  make,  store  and  handle,  and  require  a  relatively 
small  amount  of  concrete. 

4.  The  cost  of  the  test  is  not  excessive. 

5.  The  machine  used  is  found  in  numerous  testing  laboratories. 

6.  The  wearing  action  takes  place  on  the  top  or  finished  surface  of  the  concrete. 
This  makes  it  possible  to  study  the  effect  of  various  surface  treatments  or  finishes. 

7.  Several  tests  may  be  made  at  the  same  time,  thus  enabling  more  representative 
results  to  be  obtained. 

8.  Tests  may  be  made  on  sections  of  concrete  cut  from  roads  which  have  been  is 
service. 

9.  Other  paving  materials  such  as  brick,  granite  blocks  etc  may  be  tested  in  the  sane 
way  as  concrete." 

Friction  Tests  of  Cement-Concrete  Pavements  on  Various  Types  of  Subgrades 
(33).  "The  bases  of  concrete  roads  built  in  the  past  have  been  of  varying  <*«^f*» 
Loam,  clay,  old  macadam,  gravel,  sand  and  many  other  kinds  of  material  support 
the  concrete,  and  some  offer  more  frictional  resistance  than  others.  In  laying  oat 
the  present  series  of  tests,  therefore,  cognizance  was  taken  of  this  fact  and  sevens 
different  bases  were  used.  Shallow  ditches  6  in  deep,  3  ft  wide  and  7  ft  long  were 
first  dug  in  the  soft  clay  soil  of  the  Arlington  Experimental  Farm  belonging  to  tat 
U.  S.  Dept.  of  Agr.  Filling  material  forming  the  subbase  was  then  deposited  under 
the  supervision  of  a  trained  road  engineer,  tamped  solidly  and  smoothed,  or  other- 
wise treated  in  readiness  for  the  placing  of  the  concrete.  A  1:1^:3  mixture  wsi 
used,  machine  mixed  to  a  medium  wet  consistency,  and  the  slabs  cast  were  2  ft  wkk 
by  6  ft  long  and  6  in  thick.  The  various  subbases  prepared  were  as  follows:  (1)  Clsj. 
smooth  top  surface;  (2)  clay  with  cobblestones  partly  rolled  in  surface;  (3)  brokei 
stone,  H-in  to  dust,  flat  top  surface;  (4)  concrete  base,  top  surface,  troweled  snoots; 
(6)  loam,  smooth  top  surface;  (6)  sand,  top  surface  smoothed  and  oiled  with  heavy 
flux  oil;  (7)  clay,  surface  scored  to  make  it  uneven;  (8)  gravel,  K-in  to  M-in,  fist 
surface;  (9)  broken  stone,  3-in;  (10)  concrete  base,  troweled  surface,  oiled  with 
heavy  flux  oil;   (11)  sand,  surface  smooth;   (12)  clay,  oiled  with  heavy  flux  ofl. 

"The  first  set  of  tests  was  made  when  the  specimens  were  1  month  old.  A  fnum 
made  of  a  piece  of  H-in  round  steel  bent  to  surround  the  specimen  was  fastened  to 
the  pulling  chain,  which  in  turn  was  linked  to  a  spring  dynamometer.  Force  %m 
applied  by  means  of  a  light  steel  rail  used  as  a  long  lever.  Two  men  at  the  end  «t. 
the  lever  were  able  to  apply  a  constantly  increasing  force  with  great  steadiness.  Th* 
movements  of  the  slab  were  read  by  means  of  a  Berry  strain  gauge,  and  in  this  «sj 
the  movements  corresponding  to  known  loads  were  obtained. 

i 
Table  III. — Frictional  Resistance  of  Concrete  on  Various  Subbases 

Nora    Bases  were  somewhat  damp  but  very  firm.     Weight  of  specimen,  870 


Kind  of 
Base 

Move- 
ment 

Force 

Coef- 
ficient 

Move- 
ment 

Force 

Coef- 
ficient 

Move- 
ment 

Force 

d 

Loam 

0.001 
0.001 
0.001 
0.001 
0.001 
0.001 
0.001 

480 
500 
300 
600 
450 
380 
1060 

0.55 
0.67 
0.34 
0.69 
0.52 
0.44 
1.84 

0.01 
0.01 
0.01 
0.01 
0.01 
0.01 
0.01 

1130 
1120 
1030 
1080 
960 
800 
1550 

1.30 
1.29 
1.18 
1.24 
1.10 
0.92 
1.78 

0.05 
0.06 
0.05 
0.05 
0.05 
0.05 
0.05 

1800 
1800 
1800 
1200 
1100 
950 
1900 

A 

Level  sand 

%-in  gravel 

*^-{n  broken  stone 
roken  stone 
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"These  results  very  clearly  show  that  the  friction  varies  considerably  In  the  sub- 
base,  depending  upon  its  character.  The  indications  are  that  the  friction  can  be 
greatly  decreased  if  proper  care  is  given  to  the  preparation  of  the  subbase.  Every 
ridge  or  depression  that  is  in  the  subbase  surface  before  concrete  is  deposited,  furnishes  an 
additional  grip  for  the  concrete,  thereby  tending  to  elastically  deform  a  larger  amount 
of  base  material,  and  thus  offering  greater  resistance  to  the  sliding  of  the  concrete. 

"  The  formation  of  transverse  cracks  in  concrete  bases  can  readily  be  ascribed  to 
direct  tension  due  to  frictional  resistance  at  a  time  when  the  concrete  js  contracting, 
whether  this  is  caused  by  decrease  in  temperature  or  by  drying  out  of  the  moisture. 
The  test  results  show  that  the  coefficient  of  friction  can  readily  vary  from  almost 
0  to  something  over  2  or  more,  depending  upon  the  movement  of  the  concrete  and 
the  character  of  the  subbase.  The  distance  between  transverse  cracks  is  dependent 
upon  the  coefficient  of  friction,  and  the  total  force  of  friction  must  extend  over  this 
distance.  Calling  the  coefficient  of  friction  /,  the  distance  between  cracks  d,  the  weight 
of  the  pavement  per  square  foot  ip,  we  may  write  the  equation:  fvd  —  tensile  strength 
of  concrete  per  foot  of  width.  Assuming  the  tensile  strength  of  concrete  to  equal  200 
lb  per  sq  in,  the  pavement  to  be  6  in  in  thickness,  the  weight  of  1  cu  f t  of  concrete 
to  be  150  lb,  and  the  coefficient  of  friction  to  equal  0.5,  this  equation  reduces  to: 
0.5  X  75  X  D  -  72  sq  in  X  200,  or  D  =  370  ft.  If  the  coefficient  of  friction  equals 
2,  the  distance  between  the  cracks  equals  90  ft." 

10.    Specifications  for  Aggregates 

Fine  and  Coarse  Aggregates.  Report  of  Com.  Ill,  1914  Nat.  Conf. 
Concrete  Road  Building. 

"  Fine  Aggregates.  Quality.  Fine  aggregate  shall  consist  of  sand  or  screenings 
from  hard,  durable  gravel,  granite,  trap,  or  other  hard  rock.  It  shall  be  clean,  coarse, 
hard,  free  from  dust,  loam,  vegetable,  or  other  deleterious  matter.  Fine  aggregate 
containing  frost  or  lumps  of  frozen  materials  shall  not  be  used. 

"Samples  fob  Test.  Average  samples  of  fine  aggregate  weighing  not  leas  than 
10  lb  shall  be  taken  from  the  bank  or  pile  and  tested,  before  the  acceptance  of  the 
material,  for  fineness  and  for  tensile  strength  in  mortar.  Individual  average  samples 
shall  be  taken  from  each  bank  to  be  used,  and  new  samples  taken  in  case  of  a  change 
in  the  character  of  any  one  bank.  Receptacles  for  shipment  to  laboratory  shall  be 
such  as  to  retain  the  natural  moisture  in  the  sand. 

"Fineness.  The  size  of  the  fine  aggregate  shall  be  sueh  that  the  grains  pass  when 
dry  a  screen  having  Vi-va  openings.  In  the  field  a  ?£-in  mesh  or,  in  some  cases,  a  ^£-in 
mesh  screen  may  be  used  for  this  separation.  Not  more  than  10%  of  the  grains  below 
the  \i~\n  size  shall  pass  a  sieve  having  50  meshes  to  the  lin  in,  and  not  more  more  than 
2%  shall  pass  a  screen  having  100  meshes  to  the  lin  in.     See  (39)  and  (50d). 

"Tensile  Strength  of  Mortar.  Mortars  composed  of  1  part  Portland  cement 
and  3  parts  fine  aggregate,  by  weight,  when  made  in  briquettes  shall  show  a  tensile 
strength  at  least  equal  to  the  strength  of  1  :  3  mortar  of  the  same  consistency,  made  at 
the  same  time,  and  with  the  same  cement  and  standard  Ottawa  sand.  The  sand  shall 
not  be  dried  before  being  made  [into  briquettes,  since  this  sometimes  improves  its  quality, 
but  correction  shall  be  made  for  moisture  when  weighing  the  materials.  Tensile  tests 
may  be  made  at  ages  of  72  hr,  7  days,  and  28  days.  At  early  periods  the  strength 
need  not  attain  the  full  ratio  of  100%  to  standard  sand  mortar,  provided  this  is  at- 
tained at  a  later  period.  In  no  case,  however,  shall  sand  be  accepted  for  pavement 
work  whose  strength  in  1  :  3  mortar  at  the  age  of  72  hr  is  not  at  least  80%  of  the  strength 
of  the  standard  sand  mortar. 

"Screening.  If  the  sand  does  not  fulfill  the  above  requirements  for  fineness,  it 
shall  be  washed  or  else  screened  when  dry  over  a  10-mesh  sieve  placed  at  such  an  angle 
as  to  remove  the  particles  finer  than  a  50-mesh  sieve. 

"  Washing.  Fine  particles  may  be  removed  by  washing  with  a  large  volume  of  water  in 
a  box  provided  in  the  bottom  with  perforated  pipes  and  arranged  for  the  silt  and  water  to 
flow  off  thru  a  trough  from  the  top  of  the  box  and  the  sand  to  be  drawn  out  from  below. 

"  Coarse  Aggregate.  Quality.  The  coarse  aggregate  shall  consist  of  clean,  hard, 
durable  granite,  trap,  conglomerate,  gravel,  or  other  hard  rock,  free  from  dust,  loam, 
vegetable  or  other  deleterious  matter.  In  no  case  shall  coarse  aggregate  be  used 
which  contains  frost  or  lumps  of  frozen  material.    Coarse  aggregate  containing  soft 
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particles  shall  be  rejected.    Coarse  aggregate  shall  not  contain  a  large  propartta 
of  flat  or  elongated  particles. 

"  Fineness.  For  one-course  pavements,  the  size  of  the  coarse  aggregate  ahaH  be  each 
as  to  pass  an  inclined  or  rotary  screen  having  13^ -in  circular  openings  and  be  mfsiiisd 
on  a  similar  screen  having  H-\n  openings.  For  two-course  pavements,  the  ate  of  tbt 
coarse  aggregate  for  the  bottom  course  shall  be  such  as  to  pass  an  inclined  or  rotary 
screen  having  2-in  openings  and  be  retained  on  a  similar  screen  having  H-in  np-miy. 
For  the  wearing  course  in  a  two-course  pavement,  the  coarse  aggregate  shall  be  of  ass* 
that  will  pass  an  inclined  or  rotary  screen  having  4£-in  circular  openings  and  bs 
retained  on  a  similar  screen  having  \i-va.  openings.  This  —""f  a  perfect  bead 
between  the  first  and  second  courses. 

"  Natural  Mixed  or  Crushed  Aggregates  shall  not  be  used  as  they  come  from  tat 
bank  or  crusher,  but  shall  be  screened  and  remixed  in  the  proper  proportions."  Set 
(20b)  and  (24d). 

Am.  Concrete  Inst,  and  Am.  Soc.  Man.  Imp.  Specifications  for  Fins  and 
Coarse  Aggregates  are  given  in  Art.  17. 

Sand  for  Fine  Aggregate  for  Cement-Concrete  Base.  Adopted  by 
First  Conference,  1917,  State  Highway  Testing  Engineers  and  Chemists. 

"The  sand  shall  consist  of  clean,  hard,  durable,  uncoated  particles,  preferably 
ceous,  free  from  lumps  of  day  and  all  organic  matter. 

"  Grading.    It  shall  be  well  graded  from  coarse  to  fine  and,  when  tested  by 
of  laboratory  screens  and  sieves,  shall  meet  the  following  requirements: 

Passing  J^-in  screen 100%, 

Passing  20-mesh  and  retained  on  50-meah  sieve %  to      ...  %, 

*  Passing  50-meah  sieve not  more  than     . . .  %, 

Not  more  than %  by  weight  shall  be  removed  by  the  elutriation 

*•  Mortar  Strength  Test.  When  the  sand  is  mixed  with  Portland  cement  in  the  proportuB 
of  lpart  of  cement  to  3  parts  of  sand,  by  weight,  according  to  standard  methods  of  "^"i 
1  :  8  mortar  briquets,  the  resulting  mortar  at  the  age  of  7  and  28  days  shall  have  a  tensfit 

strength  of  at  least **  percent  of  that  developed  in  the  same  time  by  mortar  of 

the  same  proportions  and  consistency,  made  of  the  same  cement  and  Ottawa 

"Preliminary  acceptance  samples  shall  be  subjected  to  both  7  and  28-day 
and  acceptance  based  thereupon.    Samples  tested  during  the  progress  of  the  work 
will  be  accepted  on  the  basis  of  the  7-day  test." 

Sand  for  Fine  Aggregate  for  Cement-Concrete  Wearing  Course.  Sams 
as  above  except  for  grading,  the  requirements  for  which  are  as  follows: 

"  Grading.  It  shall  be  well  graded  from  coarse  to  fine  and,  when  tested  by  maaai 
of  laboratory  screens  and  sieves,  shall  meet  the  following  requirements: 

Passing  M-\n  screen 100%, 

Passing  20-mesh  and  retained  on  50-meah  sieve %  to     ...  %, 

tTotal  passing  50-mesh  sieve not  more  than     . . .  %» 

^Passing  100-mesh  sieve not  more  than     . . .  %, 

Not  more  than  ...  %  by  weight  shall  be  removed  by  the  elutriation  teat.** 

Note:  It  is  also  recommended  that  the  strength  ratio,  in  the  mortar  strength  test, 
be  100%  instead  of  a  minimum  of  70%  as  in  the  previous  specification. 

Combinations  of  Dustless  Screenings  and  Sand  for  Fine  Aggregate 
for  Cement-Concrete  Wearing  Course.  Note:  Same  as  for  band  foi 
wearing  course  except  as  follows: 

"The  fine  aggregate  may  be  composed  of  a  combination  of  dustless  screenings  and 
sand,  but  shall  contain  not  more  than  . . . .  1f  percent,  by  volume,  of  dustless  screenings 
The  dustless  screenings  shall  consist  of  material  obtained  by  crushing  hard,  durable 

*"It  is  recommended  that  the  amount  passing  the  50-meah  sieve  be  limited  to 
80%,  or  less,  if  practicable. 

**"It  is  recommended  that  the  minimum  strength  ratio  for  this  purpose  be  70% 
or  greater,  if  possible  under  existing  conditions;  and  that  where  sands  giving  a  70*% 
strength  ratio  are  not  available,  the  proportion  of  cement  be  increased  so  as  to  give 
that  percentage." 

fit  is   recommended  that  25%  be  specified  as  the  amount  permitted  to 
~  50-mesh  sieve  and  in  localities  where  practicable,  that  a  smaller  figure  be  used. 

1"It  is  recommended  that  5%  be  specified  for  material  passing  a  100-meah  ,-*— * " 

I  The  figure  60  is  recommended. 
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11  of  which  when  dry  shall  pass  a  revolving  screen  having  circular  open- 
meter.  They  shall  be  free  from  lumps 'or  crusts  of  hardened  material. 
consist  of  clean,  hard,  durable,  uncoated  particles,  preferably  siliceous, 
aa  coarse  to  fine,  and  free  from  lumps  of  clay  and  all  organic  matter. 
roperties  of  Dustless  Screenings.  If  the  dustless  screenings  are  pro- 
le, the  rock  shall  meet  the  following  requirement: 

of  wear not  more  than     ...%, 

inch  coefficient not  less  than     

I  Dustless  Screenings.    The  dustless  screenings  shall  be  well  graded 

fine,  and,  when  tested  by  means  of  laboratory  screens  and  sieves,  shall 
ring  requirements: 

H-in  screen not  leas  than     . . .  %, 

20-meah  and  retained  on  50-mesh  sieve %  to     ...%, 

;  100-mesh  sieve not  more  than        5%." 

Gravel  Screenings  for  Fine  Aggregate  for  Cement-Concrete 
pted  by  the  First  Conference,  1917,  State  Highway  Testing 
nd  Chemists. 

tdngs  shall  consist  of  material  obtained  by  crushing  hard,  durable  rock 
.  of  which  shall  pass  a  revolving  screen  having  circular  openings  H  in 

They  shall  be  free  from  lumps  of  clay  and  at  the  time  of  use  from  lumps 
lardened  material. 

Properties.  If  the  screenings  are  produced  from  rock,  the  rock  shall 
owing  requirement: 

nt  of  wear not  more  than     ....%, 

French  coefficient not  less  than     

;.  The  screenings  shall  be  well  graded  from  coarse  to  fine  and,  when 
sans  of  laboratory  screens  and  sieves,  shall  meet  the  following  requirements: 

ng  K-ta  screen not  less  than     . . .  %, 

ing  20-mesh  and  retained  on  50-mesh  sieve %  to     . . .%, 

ing  100-mesh  sieve not  more  than     . . .  %. 

Strength  Tests.  When  that  portion  of  the  screenings,  which  passes  a  M- 
ry  screen,  is  mixed  with  Portland  cement  in  the  proportions  of  1  part  of 
3  parts  of  screenings,  by  weight,  according  to  standard  methods  of  making 
ir  briquets,  the  resulting  mortar  at  the  age  of  7  and  28  days  shall  have 
sngth  of  at  least  . .  .*  percent  of  the  strength  developed  in  the  same  time 
of  the  same  proportions  made  of  the  same  cement  and  Ottawa  sand, 
inary  acceptance  samples  shall  be  subjected  to  both  7  and  28-day  tests  and 
»  based  thereupon.  Samples  tested  during  the  progress  of  the  work  will 
id  on  the  basis  of  the  7-day  test." 
I  Stone  or  Gravel  for  Coarse  Aggregate  for  Cement-Concrete  Base. 

by  First  Conference,    1917,   State  Highway  Testing  Engineers 
smists. 
>roken  stone  or  gravel  aggregate  shall  consist  of  clean,  hard,  tough,  durable 

shall  contain  no  vegetable  or  other  deleterious  matter,  and  shall  be  free 
;,  thin,  elongated  or  laminated  pieces. 

Ling.  The  broken  stone  or  gravel  shall  be  graded  from  coarse  to  fine  and 
ted  by  means  of  laboratory  screens  shall  meet  the  following  requirements: 

Basing  ...  in  screen 100%, 

Basing  ...  in  screen not  more  than     . . .  %." 

en  Stone  for  Coarse   Aggregate   for   Cement-Concrete   Wearing 
.    Same  as  for  broken  stone  for  base,  except  as  follows: 
ileal  Properties.    The  stone  shall  meet  the  following  requirements: 
'ercent  of  wear not  more  than     . . .  %, 

or  French  coefficient not  less  than       

iding.  The  broken  stone,  when  tested  by  means  of  laboratory  screens,  shall 
te  following  requirements: 

Passing  ...  in  screen 100%, 

Passing  ...  in  screen  and  retained  on  ...  in  screen %  to     . . .  %, 

Pairing  ...  in  screen not  more  than     . . .  %." 


is 


recommended  tost  the  minimum  strength  ratio  be  90%  for  this  purpose. 
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CONSTRUCTION 

11.    Equipment  and  Construction  Organizations 

The  Equipment  necessary  for  concrete  road  construction  will  depend 
largely  on  local  conditions.  For  an  admirably  comprehensive  list  of  the  field 
and  office  appliances  used  in  constructing  by  force  account  twelve  miles  of 
concrete  roadway  in  one  working  season  see  (26b). 

Examples  of  Concreting  Gang  Organization  (50r)  for  road  work  are  given 
in  the  following  examples. 

"  Pennsylvania.  Easton-Bethlehem  Model  Road.  The  best  results  were  obtained 
with  a  gang  organization  aa  follows: 

Gang  Coat  per  Day 

1  foreman  at  $3 $3.00 

1  mixer  operator  at  $3 3.00 

1  fireman  at  $2.60 2. 50 

2  templet  men  at  $2 4.00 

8  men  spreading  at  $2 6.00 

2  men  floating  at  $2 4 .00 

1  man  finishing  at  $2 2.00 

2  men  on  forms  at  $2 4.00 

1  man  changing  chute  at  $2 2 .00 

2  men  handling  cement  at  $1.75 3.50 

7  men  on  wheelbarrows  at  $1.75 12.25 

7  men  shoveling  at  $1.75 12.25 

1  utility  man  at  $1.76 1 .75 

1  waterboy  at  $1.50 1.50 

82  men  in  total  gang,  $61 .  75 

Ikying  a  slab  7  in  thick  and  holding  the  material  in  the  drum  for  a  90-eec  mix,  ths 
gang  averaged  525  sq  yd  per  day  at  a  cost  of  approximately  11.7  cents  per  square  yard. 
A  No.  16  Koehring  paving  mixer,  with  boom  and  bucket  delivery,  was  used. 

"  Illinois.  The  data  given  are  based  on  experience  on  25  to  30  jobs  of  state  aid 
road  work  representing  approximately  500  000  sq  yd  of  pavement.  Assuming  exeava~ 
tion  complete  and  all  material  delivered  on  the  work  and  that  the  subgrade  is  in  average 
condition,  the  following  crew  is  considered  to  be  most  efficient  under  average  conditioe* 
on  work  similar  to  state  aid  road  work  in  Illinois. 

General  Number 

Superintendent 1 

Foreman 1 

Front  End  of  Mixer 

Wheeling  sand 2 

Wheeling  stone 4 

Extra  shovelera 2 

Bundling  cement  sacks 1 

Handling  cement 2 

Trimming  subgrade 1  or  2 

Rear  End  of  Mixer 

Bhovelera 8  or  4 

Finisher 1 

Curing  concrete 2 

On  Mixer 

Engineer 

Fireman 

Forms,  Setters 

Water,  Pumpman 

Miscellaneous 

Watchman 

Waterboy 

Total 27  or  29 
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stng  is  for  a  2-bag  batch  mixer,  and  with  this  machine  its  average  daily  output 
wide  and  7  in  thick  pavement  is  about  800  sq  yd,  working  day  9  hr,  mixing 
batch,  35  sec.    The  average  cost  of  mixing  and  placing  concrete  and  of  setting 
id  joints  is  10  to  12  cents  per  sq  yd. 

cousin,  Milwaukee  County  Roads.    An  efficient  gang  organization  for  condi- 
availing  in  Milwaukee  County  has  been  found  to  be  about  as  follows: 

Cost  per 

Gang  Day 

foreman  at  $5 $  5.00 

timekeeper  at  $5 5. 00 

engineer  at  $5 5.00 

fireman  at  $2.60 2.50 

pumpman  at  $2.50 .* 2.60 

form  setter  at  $2.50 2.50 

.  finisher  at  $8 8.00 

!  strike-off  men  at  $2.60 5.00 

!  puddlers  at  $2.60 5.00 

!  cement  handlers  at  $2.50 5.00 

L  boy  bundling  sacks  at  $1.50 1 .  50 

L  waterboy  at  $1 1 .00 

>  sand  laborers  at  $2 12.00 

5  stone  laborers  at  $2 24.00 

L  man  removing  forms  at  $2 2.00 

I  men  covering  concrete  at  $2 4 .  00 

L  man  sprinkling  at  $2 2.00 

L  man  trimming  subgrade  at  $2 2.00 

8  men  total $89.00 

b  particular  road  on  which  this  gang  worked  contained  17  280  sq  yd,  was  18  ft 
id  averaged  7  in  in  thickness.  The  mix  was  1:2:3^,2  bags  of  cement  being 
•  a  batch,  and  11  cu  ft  of  aggregate.  Protected  joints  were  placed  every  50  ft. 
;  this  period,  the  maximum  output  for  one  day  was  1000  sq  yd  and  the  minimum 
yd.  The  average  output  was  665  sq  yd  per  day  or  332  H  lin  ft  per  day.  The 
labor  cost  for  mixing  and  placing  was  $0.1396  per  sq  yd,  which  included  labor 
d.  in  supplying  water  covering  and  sprinkling  concrete  and  also  a  watchman 
the  construction  period.  The  cost  to  the  contractor  for  lost  time,  moving 
o  and  from  the  job,  the  laying  of  pipe,  etc,  amounted  to  $0.0201,  giving  a  total 
sr  sq  yd  for  labor  of  $0.1597.' 


it 


12.    Mixed  Cement-Concrete  Pavements 

e-Course  Work  is  simply  the  construction  of  the  entire  concrete 
from  the  subgrade  up  to  the  finished  surface  continuously  and  in 
cutive  areas  of  pavement.  The  placed  concrete,  sucb  as  the  Hassam 
nent,  before  referred  to,  constructed  as  one-course  work  because  the 
ing  is  done  entirely  from  the  top  of  the  aggregate  when  rolled,  even 
he  aggregate  itself  may  be  laid  in  two  or  more  layers.  With  mixed 
ete,  the  deposition  of  the  entire  concrete  layer  in  one  thickness  would 
le-course  work.  One-course  work  seems  to  be  growing  somewhat  in 
,  altho  the  difficulties  of  properly  tamping  and  compacting  a  layer 
e  usual  thickness  of  one-course  work  are  apparently  greater,  than  in 
ase  of  the  two-course  work  where  the  layers  are  of  less  thickness. 
ro-Course  Work  consists  in  placing  the  concrete  pavement  in  two 
s,  generally  known  as  the  bottom  course  and  the  top  course  respectively, 
uently  the  bottom  layer  is  of  coarser  aggregate  than  the  top  layer  and 
en  is  of  a  leaner  mixture  of  cement  for  the  sake  of  economy.  In  these 
tcts,  it  is  similar  to  the  ordinary  side  walk  or  foot-way  construction 
i  concrete  is  used.     The  difficulties  with  two-course  work  seem  to  be 


1180  Cetoent-Concrete  Pavements  8ect.21 

mainly  those  of  securing  a  proper  bond  between  the  lower  and  the  upper 
courses.  Generally  in  two-course  work,  especially  where  different  materials 
and  proportions  are  used  in  the  two  courses,  the  bottom  course  is  laid  for 
some  distance  ahead  of  the  upper  course,  and  then  the  upper  course  is  run. 
A  certain  amount  of  setting  in  the  lower  course  unavoidably  takes  place  before 
the  placing  of  the  upper  course  begins,  and  a  seam  frequently  appears  to 
exist  between  the  two  courses  which  results  in  weakening  the  strength  of 
the  upper  thickness,  just  as  a  2-in  plank  laid  on  another  will  not  support 
as  much  of  a  load  with  the  same  deflection  as  one  plank  4  in  in  thickness. 
Further  with  a  great  deal  of  two-course  work,  it  has  been  noticed  that  there 
is  a  tendency  at  the  expansion  joints  for  the  upper  course  of  one  of  the 
areas  to  separate  from  its  lower  course  and  override  the  upper  course  of 
the  adjoining  area,  especially  where  expansive  movement  of  the  concrete 
is  considerable.  This  is  of  common  notice  in  many  side  walk  pavements  of 
concrete.  It  is  possible  with  two-course  work  to  secure  a  denser  wearing 
surface  of  the  pavement  with  no  greater  expenditure  for  cement  than  can 
be  had  with  one-course  work,  and,  especially  where  the  concrete  pavement 
is  to  be  directly  subjected  to  traffic,  a  high  degree  of  density  in  the  wearing 
surface  is  desirable.  On  the  other  hand,  with  equal  proportions  of  cement, 
the  one-course  work  is  probably  stronger  under  heavy  loads,  and  over  soil 
or  other  foundations  of  weak  supporting  power  than  the  two-course  work, 
and  this  is  an  important  consideration  where  the  total  thickness  of  the 
concrete  layer  is  near  the  minimum  allowable. 

The  Report  of  Com.  XI,  1914  Nat.  Conf.  Concrete  Road  Building  included 
the  following  recommendations: 

Depositing  Concrete.  "Just  before  placing  concrete,  the  subgrade  should  be  well 
sprinkled  so  that  it  will  not  absorb  moisture  from  the  concrete,  and  should  be  cheeked 
by  the  engineer  or  inspector  to  make  sure  that  the  required  thickness  of  concrete 
can  be  placed.  Probably  the  most  satisfactory  method  of  depositing  the  mixed  ccmuett 
in  position  on  the  subgrade  is  by  means  of  a  bottom  dump  bucket  running  on  a  swing- 
ing boom  from  the  mixer.  The  boom  can  be  swung  over  any  position  on  the  subgrade, 
and  the  bucket  can  be  run  out  and  dumped  at  any  point  along  the  boom.  Such  equip- 
ment does  not  depend  for  economic  operation  upon  consistency,  and  the  concrete 
can  be  easily  handled  and  deposited  at  any  place  on  the  subgrade,  necessitates 
but  little  handling  with  shovels.  When  concrete  is  placed  by  means  of  the  open  trough, 
care  must  be  exercised  to  see  that  it  is  not  mixed  too  wet  as  this  method  of  distribution 
depends  for  economic  operation  very  much  upon  the  consistency  of  the  concrete. 
An  open  trough  is  necessarily  much  shorter  than  a  boom  and  is  more  limited  in  action, 
which  requires  that  the  mixer  be  moved  ahead  more  often,  also  that  more  of  the  concrete 
after  being  deposited  on  the  subgrade  be  handled  with  shovels.  When  a  batch  mixer, 
not  having  a  boom  and  bucket  or  open  trough,  is  used,  the  concrete  should  be  K»t«iwi 
in  wheelbarrows  or  hand  carts  wheeled  on  suitable  runways.  Placing  concrete  by 
means  of  horse  carts  should  not  be  permitted  as  they  cut  up  the  subgrade  badly,  and 
to  get  the  concrete  into  final  position  requires  a  maximum  amount  of  shoveling.  What- 
ever the  method  of  conveying  and  placing,  the  concrete  should  be  deposited  upon  tht 
subgrade  to  the  required  depth  and  for  the  entire  width  of  pavement  in  as  nearly 
one  operation  as  practicable  so  as  to  reduce  handling  to  a  minimum.  If  it  is  necessary 
to  handle  a  large  amount  of  material  with  the  strike-board  it  will  ride  the  concrete 
and  thus  produce  a  wavy,  uneven  surface. 

"Use  of  Strike-Board.  The  excess  of  coarse  material  that  accumulates  in  front 
of  the  strike-board  should  be  uniformly  distributed  over  the  surface  of  the  pavement 
and  not  left  in  narrow  strips  across  the  section,  or  placed  along  transverse  expansion 
joints.  An  ordinary  garden  rake  will  be  found  useful  in  distributing  the  material  that 
accumulates  in  front  of  the  strike-board.  When  the  strike-board  is  within  2  ft  of  an 
expansion  joint,  the  excess  material  that  has  accumulated  in  front  of  it  should  be 
removed  with  a  shovel  and  deposited  on  the  subgrade  in  the  next  section.  Special 
— «.  should  be  taken  to  place  good  dense  concrete  along  expansion  joints,  and  all  in- 
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e  joints,  including  any  small  holes  left  after  the  removal  of  the  installing 
be  filled  with  a  mortar  composed  of  one  part  cement  and  not  more 
fine  aggregate.  The  men  handling  the  strike-board  should  follow  closely 
>lacing  the  concrete,  for  keeping  up  with  the  strike-board  will  materially 
lacing  concrete  in  depositing  the  required  amount  of  material.  The 
crete  should  be  a  continuous  operation,  and  stops  should  be  made  only 
joints.  In  case  the  mixer  breaks  down  concrete  should  be  mixed  by 
lete  the  section,  or  an  expansion  joint  should  be  placed  at  the  point  of 
:.  Any  concrete  in  excess  of  that  needed  to  complete  the  section,  when 
itinued,  should  be  spread  out  in  a  thin  layer,  not  exceeding  2  in  in  thick- 
subgrade  in  the  next  section  and  not  piled  up  along  the  expansion  joint. 
I  a  pavement  16  ft  or  less  in  width,  where  the  concrete  has  been  properly 
nen  should  be  able  to  handle  the  strike-board,  but  for  wider  pavements 
if  a  third  man  will  be  required  to  assist  in  pulling  the  board  forward  by 
*ag  line  fastened  at  its  center.  The  strike-board  should  always  be  worked 
it  perpendicular  to  the  axis  of  the  roadway,  and  as  it  is  moved  ahead 
wed  back  and  forth  across  the  road.  To  produce  the  desired  effect  will 
the  strike-board  be  passed  over  the  surface  of  the  concrete  two  or  more 
it  will  be  necessary  for  the  workmen  to  get  into  the  concrete  some  after 
ed  on  the  sub-base,  it  is  desirable  that  all  unnecessary  walking  in  and 
the  concrete  be  avoided,  and  under  no  circumstances  should  any  work- 
on  the  concrete  after  it  is  first  struck  off."  See  (50j). 
ion  of  Strike-Board-  The  strike-board  should  be  cut  to  conform  to  the 
s  finished  surface  of  the  pavement  and  should  be  of  sufficient  strength  and 
how  no  deflection  at  the  center  when  supported  at  the  ends,  nor  a  material 
of  alignment  when  in  use.  It  should  be  about  2  ft  longer  than  the  width 
,  protected  on  the  bottom  edge  with  a  metal  facing  and  provided  at  each 
itable  handles.  For  roads  up  to  12  ft  in  width  two  2  by  6-in  planks,  dressed 
and  both  edges,  spiked  together,  make  a  good  strike-board,  and  for  roads 
in  width  two  3  by  8-in  or  a  2  by  10-in  and  a  3  by  10-in,  spiked  together,  will 
itisfactory.  Two  planks,  well  spiked  together,  make  a  better  strike-board 
s  likely  to  warp  out  of  shape  than  a  single  piece.  The  strike-board  should 
eavy  that  it  cannot  be  easily  handled  by  two  men,  and  to  reduce  weight  and 
Lffness,  it  is  advisable  for  work  over  20  ft  in  width  to  use  a  strike-board 
of  boards  2  or  3  in  thick,  stiffened  by  trussing,  rather  than  obtain  the  re- 
hess  by  the  use  of  heavier  timbers." 

of  a  Belt  in  Surfacing  Concrete  Pavements.  (19a)  "  Two  belts  were  secured; 
5-in  canvas  belt  and  one  5-ply  10-in  belt,  both  having  a  composition  rubber 
The  concrete  was  mixed  at  such  consistency  that  when  deposited  in  a  pile 
and  to  flatten  but  would  not  run  at  the  edges.    The  concrete  was  struck  off 
lal  manner  and  after  the  surplus  water  disappeared  from  the  surface  of  the 
the  8-in  belt  was  dragged  back  and  forth  over  the  pavement  with  practically 
motion  as  used  for  the  strike-board.    Just  prior  to  the  concrete  taking  its 
the  pavement  is  gone  over  a  second  time  with  the  belt.    This  second  floating 
wn  all  the  ridges  left  after  the  first  floating.    The  second  floating  leaves  a 
anular  mortar  surface  entirely  free  from  ridges,  flat  spots  or  pockets.     It  was 
it  better  results  could  be  secured  by  the  use  of  a  10-in  belt  for  the  second 
ecauae  of  its  greater  weight,  but  if  the  heavier  belt  was  used  for  the  first  float- 
id  a  tendency  to  flatten  the  crown  in  the  soft  concrete  and  to  dig  into  the 
In  Kane  County  the  contractor  is  placing  from  600  to  800  sq  yd  of  18-ft 
pavement  per  day  and  has  no  finisher  on  the  pay  roll.    The  strike-board  men 
be  belt  and  do  the  edging.    Where  armored  joints  are  used  it  is  necessary  to  do 
imount  of  hand  floating  around  the  joint,  but  this  is  done  by  the  men  who  place 
a.    This  construction  feature  appeals  to  the  contractor  as  it  saves  him  money 
worry  of  keeping  a  good  finisher  on  the  job;  and  it  appeals  to  the  engineer 
of  the  superior  surface  and  the  fact  that  its  operation  is  nearly  foolproof." 
ng  the  Concrete  after  its  placing  has  been  referred  to.     Theoretically 
Dlling  is  desirable  for  securing  the  proper  compaction  of  the  mass, 
uring  greater  homogeneity  in  and  evenness  of  surface,  und  for  secur- 
the  surface  such  disposition  of  the  larger  particles  of  aggregate. 
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such  as  broken  stone,  as  will  result  in  their  closely  interlocking  by  then 
angles  and  their  presentation  to  wear  of  a  flat  face  rather  than  of  an  ednt 
or  point.  Practical  difficulties  often  exist  in  the  way  of  rolling  the  wet 
mixture  without  interfering  disadvantageously  with  the  setting  prow. 
Rolling  has,  however,  been  done  on  mixed  concrete  with  much  success.  For  i 
description  of  means  and  methods  see  (16),  and  vibrated  concrbtb.  Art.  17. 
Curing  the  concrete  properly  is  a  most  important  detail  of  construction. 
Some  means  must  be  had  for  retaining  sufficient  moisture  in  the  mass 
and  adjacent  to  it  sufficient  to  prevent,  as  far  as  practicable,  while  the  setting 
is  taking  place,  the  formation  of  cracks  or  a  loss  of  strength  in  the  concrete. 
One  fairly  satisfactory  method  has  been  to  allow  the  finished  concrete  to 
harden  superficially,  enough  to  prevent  its  being  damaged  by  the  process, 
and  then  to  cover  it  with  several  inches  of  sand  or  earth,  which  latter  b 
thereafter  kept  constantly  wet  by  being  sprinkled.  Another  means  has  been 
to  build  low  earth  dams  along  and  across  the  concrete  roadway  impounding  a 
few  inches  of  water  within  the  dams  and  over  the  concrete.  Wet  canvas  or 
straw  coverings  have  also  been  used.     See  (32)  and  (5(H). 

IS.    Expansion-Contraction  Joints 

In  uncarpeted  concrete  pavements,  it  may  be  necessary  to  provide 
opportunities  in  the  form  of  prepared  joints  whereby  the  movement  of  the 
concrete  slab  thru  expansion  and  contraction  under  varying  climatic  con- 
ditions can  be  taken  up  with  the  minimum  of  injury  to  the  slab  itself.  Such 
joints  are  ordinarily  termed  expansion  joints,  but  as  a  matter  of  fact,  the 
better  name  for  them  would  be  contraction  joints.  It  has  been  sufficiently 
demonstrated  that  the  movement  in  the  concrete  slab  due  to  varying  degress 
of  moistness  of  the  slab  is  far  greater  and  appreciable  than  that  due  to 
varying  degrees  of  temperature  of  the  slab.  Changes  in  temperature  pro- 
duce some  movement  in  the  slab  but  the  movement  so  produced  is  « 
slight  that  it  is  almost  negligible,  except  in  cases  of  the  longest  slabs.  On 
the  other  hand,  the  movement  in  the  slab  occurring  between  the  condition 
when  it  is  most  nearly  saturated  with  water  and  the  condition  when  it  ■ 
freest  from  water  is  relatively  large,  and  it  is  this  movement  for  which  pro- 
vision must  be  made  in  order  to  protect  the  slab  itself.  Concrete  being  bid 
in  a  saturated  condition  must  at  that  period  occupy  its  greatest  area  of  the 
road.     As  it  sets  and  dries  out,  it  contracts  and  cracks  tend  to  form. 

The  Minor  Superficial  Cracks  thus  formed  are  frequently  termed  hair 
cracks,  and  generally  affect  only  the  surface.  They  are  of  almost  negli- 
gible importance,  outside  of  considerations  of  appearance,  in  connection  with 
the  use  of  concrete  for  pavements.  Their  reduction  to  the  minimum  is 
dependent  upon  the  composition,  workmanship,  and  the  ultimate  density  and 
strength  of  the  concrete  itself.  In  the  case  of  large  slabs,  the  Mhrinlting 
movement  due  to  drying  may  reach  such  proportions  as  to  produce  separa- 
tion in  the  slab  itself  between  portions  of  the  slab  unable,  for  one  reason 
or  another,  to  conform  further  to  the  shrinking  movement.     See  (28b). 

The  Difficulties  of  the  Construction  of  Joints  come  mainly  from  the 
increase  in  cost  in  providing  them,  and  the  obstacles  at  present  existing 
in  the  way  of  securing  a  proper  joint  filler  under  any  particular  condition. 
Some  form  of  bituminous  filler  is  the  usual  material  used  and  various  ad- 
vantages are  claimed  for  the  different  ones  on  the  market.  Character- 
isterics  desirable  in  the  bituminous  filler  are  sufficient  adhesion  to  prevent 
its  separation*  from  the  concrete  adjoining,  sufficient  cohesion  to  prevent 
~~>aration  in  the  bituminous  filler  itself,  sufficient  resistance  to  heat  to  prevent 
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t  of  tbe  joint  in  the  hottest  weather,  sufficient  resiliency  to  pre- 
g  broken  out  of  the  joint  by  the  shocks  of  traffic  in  the  coldest 
1  such  durability  of  these  qualities  as  will  give  a  reasonable 
ory  life  under  use. 

aion  of  Expansion  Joints  in  an  uncarpeted  concrete  pavement, 
rete  pavement  under  which  a  carpet  of  less  than  M  in  thickness 
x>  be  maintained  is  usually  made.  In  the  uncarpeted  roadway, 
>  made  from.  25  to  100  ft  apart,  the  distance  between  them  being 
ipon  local  conditions,  and  should  extend  across  the  roadway 
th  of  the  slab.  In  the  thinly  carpeted  road,  they  may  safely 
ir  intervals  or  omitted  altogether.  They  may  be  either  at  right 
le  axis  of  the  road,  or  at  a  different  angle.  The  angle  of  45° 
is  of  the  road  has  been  recommended,  especially  from  the  greater 
age  over  the  joints,  tho  the  length  and  cost  of  the  latter  is  evidently 
»y  the  adoption  of  this  angle.     On  curves  it  is  customary  to 

radial.  The  width  of  the  joints  in  any  case  must  depend  upon 
itions  as  well  as  upon  the  frequency  determined  upon.  The 
vement  does  not  seem  to  require  for  its  protection  contraction 
le  extent  required  by  other  concrete  slabs.  See  (54). 
>ort  of  Com.  II,  1914  Nat.  Conf .  Concrete  Road  Building  (50c) 
the  following  conclusions: 

pension  Joint  Should  Fulfill  tho  Following  Conditions: 
lid  be  located  at  the  proper  spacing,  experience  points  to  a  distance  of  25 
n  the  pavement  is  not  reinforced, 
old  be  designed  of  sufficient  thickness  and  depth  to  withstand  the  traffic. 

should  be  hard  enough  to  withstand  abrasion  but  should  not  be  brittle. 
(xpansion  joint  protector  should  be  simply  installed, 
uld  provide  a  strong 'bond  with  the  road  slab. 

Her  between  the  protectors  should  be  plastic  to  permit  expansion  and  con- 
id  keep  out  grit  and  water.  Both  plastic  asphalt  and  tar  felt  paper  are  used 
action. 

protector  should  be  as  inexpensive  as  consistent  with  good  service.  The 
expansion  joints  for  concrete  pavements  resolves  itself  into  three  divisions, 
ocation,  Type  and  Maintenance. 

mance  of  Joints.  Expansion  joints  should  be  kept  filled  to  the  level  of  the  pave- 
ce  so  that  there  will  not  result  an  impact  when  wheels  croea!  the  joint.  If  the  joint 
t  filled,  grit  will  accumulate  and  in  time  the  joint  will  be  filled  with  non-elastic 

Even  a  joint  which  has  been  kept  filled  will  in  time  become  jammed  with  grit." 
sonnection,  the  report  of  Com.  I  (60a)  on  the  "Contraction  and  Expansion  of 
Roads"  is  very  full  and  extremely  valuable  for  study.    See  (30)  and  (69a). 
Wauls  Practice  (68) .     "Joints,  X  in  wide,  are  provided  at  intervals  of  from  86 

These  are  filled  with  a  prepared  bituminous  material,  H  in  thick  and  9  in 
ced  in  accordance  with  the  standard  practice.  The  concrete  on  either  side 
int  is  finished  with  a  split  float,  which  gives  a  surface  of  even  height  on 
s  of  the  joint  and  overcomes  to  a  great  extent  the  so  prevalent  rough  riding 
The  edges  of  the  joints  are  then  rounded  with  a  3/ifi-in  edger  to  prevent  the 
or  breaking  of  the  edges.  The  bituminous  joint  material  is  trimmed  off 
in  above  the  finished  surface,  which  permits  traffic  to  beat  down  the  projecting 
is  forming  a  protection  to  the  edges.  The  sides  of  the  slab  are  then  rounded 
{-in  edging  tool,  which  not  only  adds  to  the  appearance  of  the  work,  but  serves 
irotect  the  sides  and  prevents  chipping  by  traffic  turning  on  and  off  the  road." 
ision  of  Joints.  The  tendency  in  practice  seems  to  be  toward  the 
m  of  prepared  joints  and  the  reliance  upon  other  means,  such  as 
lg  the  movements  and  strains  in  the  slab  by  securing  greater  uni- 
f  and  density,  for  meeting  the  demands  of  conditions  causing  con- 
n  and  expansion.  The  California  practice  has  been  to  omit  the 
ion  of  expansion  joints,  see  (31).    See  also  (21),  (50b)  and  (50c). 
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14.    Reinforced  Cement-Concrete  Pavements 

The  effort  has  been  made  to  increase  the  strength  of  concrete  slabs  for 
road  pavements,  and  also  their  power  of  resistance  to  expansion  and  con- 
traction strains  by  the  insertion  of  metal  reinforcement  in  the  body  of 
the  concrete.  The  usual  method  of  so  doing  is  to  have  the  reinforcement  in 
the  shape  of  wire  netting,  or  some  of  the  special  forms  like  the  expanded 
metal  meshing,  and  to  place  this  reinforcement  between  the  bottom  and 
top  courses  of  the  pavement.  Where  used  with  one-course  work,  such  as  the 
Hassam  pavement,  a  layer  of  stone  is  usually  spread  and  rolled,  then  the 
netting  placed  on  this  surface  and  the  final  layer  of  stone  spread  over  the 
netting  and  rolled.  Some  additional  strength  is  undoubtedly  given  the 
concrete  slab  by  the  presence  of  the  reinforcement.  Its  resistance  to 
deflection  under  a  load  is  relatively  only  slightly  increased  because  of  the 
tendency  of  the  reinforcement  to  divide  the  slab  with  a  seam  into  two 
layers,  between  which  resistance  to  shear  may  be  low,  while  the  increase 
in  bending  moment  can  only  be  figured  by  the  additional  strength  given 
from  the  reinforcement  to  the  beam  having  the  depth  only  from  the  upper 
surface  to  the  reinforcement,  instead  of  the  whole  depth  of  the  concrete 
slab.  The  reinforcement  undoubtedly  adds  considerable  to  the  tensile 
strength  of  the  slab  and  should  permit  the  location  of  the  contraction  joints 
considerably  further  apart  than  in  the  cases  of  unreinforced  slabs.     See  (62). 

The  Report  of  Com.  V,  1914  Nat.  Conf.  Concrete  Road  Building  (501) 
included  the  following  conclusions: 

"Since  concrete  has  little  tensile  strength,  it  is  inelastic  and  cracks  may  develop 
from  the  following  causes:  (1)  Changes  in  temperature;  (2)  variation  in  the  percentage 
of  moisture  in  the  concrete;  (S)  defective  foundation;  (4)  Improper  drainage;  (5} 
insufficient  thickness  in  slab  to  carry  the  traffic;  (6)  faulty  construction. 

"  It  is  necessary,  therefore,  in  a  pavement  properly  designed  and  constructed,  to 
minimize  the  cracks  resulting  from  the  above  causes  by  imbedding  a  reinforcement 
in  the  concrete  which  will  so  distribute  the  tensile  stresses  as  to  prevent  formatioa  of 
larger  cracks. 

x.  Reinforcement  for  Temperature  Changes.  The'effect  of  an  increase  of  temperatare 
is  to  increase  the  length  or  expand  the  concrete  pavement  and  a  decrease  in  temper- 
ature is  to  decrease  or  shorten  the  pavement.  In  the  latter  case,  assuming  that  them 
is  no  reinforcement,  cracks  will  form  at  more  or  less  regular  intervals.  These  cracks 
will  occur  at  right  angles  to  the  direction  of  the  line  of  the  roadway  at  intervals  of 
25  or  50  ft.  Knee  concrete  and  steel  have  practically  the  same  coefficient  of  expansion. 
namely,  0.0000055,  the  two  materials  will  expand  or  contract  equally  under  temperature 
changes,  but  the  presence  of  the  steel  prevents  the  entire  effect  from  being  l^v^KiM 
at  one  point  and  distributes  the  stress  over  a  considerable  space,  thereby  preventing  any 
large  cracks.  The  common  practice  is  to  provide  joints  in  concrete  pavements  that  are 
not  reinforced  at  intervals  of  from  25  to  50  ft.  Thru  the  use  of  reinforcement  the  Tuning 
of  these  joints  may  be  very  materially  increased  and  it  is  possible  to  so  reinforce  a 
concrete  pavement  as  to  render  joints  either  wholly  unnecessary  or  at  extremely  kmg 
intervals.  By  properly  reinforcing  the  roadway,  the  thickness  may  within  limits  be  de- 
creased thereby  increasing  the  serviceability  of  the  roadway  and  decreasing  the  cost. 

S.  Variation  in  the  Percentage  of  Moisture  in  the  Concrete.  Experiments  seem  to 
indicate  that  concrete  expands  when  thoroly  wetted  and  shrinks,  when  thoroiy  dried 
out,  and  that  the  change  of  length  due  to  this  cause  is  about  0.005  per  unit  of  length. 
Experiments  seem  also  to  show  that  expansion  and  contraction,  due  to  the  variable 
content  of  moisture  which  results  from  extreme  wet  or  dry  weather,  produces  cracks 
in  the  concrete,  unless  the  pavement  is  sufficiently  reinforced  to  distribute  these  stresses 
in  the  manner  described  under  reinforcement  for  temperature  changes.  Further 
proof  is  desirable,  however,  before  this  fact  is  accepted,  and  further  experiments  are 
needed  to  show  the  effect  of  density  and  mass  on  the  percent  of  moisture  in  concrete. 
t+  nnems  likely  that  a  very  dense  mass  of  concrete  of  some  thickness  will  only  be  super- 
'y  affected  and  the  mass  will  not  be  materially  affected. 
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ective  Foundation.  Concrete  pavements  laid  on  a  subgrade  which  contains 
her  soft  places  which  are  liable  to  settle,  thus  leaving  the  concrete  pavement 
proper  support,  will  result  in  cracks  unless  the  pavement  be  sufficiently  re- 
to  distribute  the  load  over  a  larger  area,  thereby  bridging  over  these  soft 
lere  there  has  been  settlement  in  the  subgrade. 

ifficient  Thickness  of  Slab  to  Carry  the  Traffic.  Where  the  traffic  on  the 
ery  heavy  it  frequently  happens  that  the  concrete  unreinforced  is  insufficient 
ess  to  support  this  load,  especially  if  the  subgrade  is  not  of  suitable  character, 
t  longitudinal  and  transverse  cracks  are  the  result.  Settlement  in  the  founda- 
ler  heavy  traffic  will  produce  objectionable  longitudinal  cracks.  The  in- 
m  of  reinforcement  in  the  pavement  distributes  the  load  and  thereby  pre- 
e  formation  of  these  cracks. 

Ity  Construction.  These  same  cracks  and  imperfections  appear  when  faulty 
tion  occurs,  which  is  generally  the  result  of  improper  design  or  supervision, 

percentage  of  reinforcement  required  in  a  concrete  roadway  wul  depend  on 
re  of  the  traffic,  the  conditions  in  the  subgrade  and  the  range  of  temperature 

variation  in  percentage  of  moisture.  Your  Committee,  therefore,  is  unable 
ibe  the  exact  amount  of  reinforcement  required  since  it  will  vary  with  each 
q  general,  however,  the  reinforcement  should  be  about  0.1%  per  foot  of  width." 
Report  of  Com.  IX,  1916  Nat.  Conf.  Concrete  Road  Building  (50f) 

with  the  following  statements: 

'  Committee,  in  considering  the  reinforcement  of  concrete  roads,  find  little 

lilable  and  no  well  denned  practice.     Many  highway  engineers  use  the  recom- 

3ns  of  the  1914  Nat.  Conf.  Concrete  Road  Building  and  the  standard  specifi- 

•f  the  Am.  Concrete  Inst.     It  is  only  recently  that  reinforcement  has  been  used 

great  extent,  and  the  interval  is  too  short  for  the  accumulation  of  the  data 

y  to  standardize  practice." 

luded  among  many  others  of  interest  in  this  connection,  the  following  para- 

"  While  not  directly  within  its  province,  your  committee  believes  that  the 
and  the  character  of  the  joints  have  a  vital  bearing  on  the  life  of  a  concrete 
t  further  believes  that  joints  may  be  greatly  decreased  or  practically  eliminated 
w  reinforcement.  All  joints  are  objectionable  and  many  are  a  menace  to  the 
le  concrete  road." 

Committee  recommended  that  "all  concrete  roads  shall  be  reinforced",  but 
Terence  itself  in  its  "Recommended  Practice"  simply  stated  on  this  point  that 
e  of  reinforcement  in  concrete  pavements  is  increasing." 

Hold    Settling   Concrete   Pavement  Together  (19b).     "Twelfth  St.,  Cook 

111.,  east  of  Hillside,  presents  a  striking  example  of  the  settlement  of  a  rigid 
it  laid  on  a  yielding  subgrade.  At  this  point  the  road  extends  thru  a  slough 
ft,  and  tho  the  maximum  settlement  at  the  time  the  last  levels  were  taken 

ft,  it  is  still  in  good  condition.  While  a  considerable  number  of  small  trana- 
icks  have  developed,  no  longitudinal  or  diagonal  cracks  have  appeared.  The 
inal  reinforcement  has  kept  the  cracks  from  becoming  large,  and  if  these  are 
dinary  maintenance,  the  utility  of  the  road  will  not  be  seriously  impaired. 

Table  IV. — Settlement  of  Center  of  Road  in  Inches 


Station 

• 

Aug.  18,  1915 

After 

48  Days 

Mar.  9,  1916 

After 

8  Months 

Nov.  17,  1916 

After 

16  Months 

0.02 
0.00 
0.24 
0.82 
0.87 
0.60 
0.49 
0.08 

0.00 
0.00 
0.68 
0.73 
0.79 
1.29 
1.14 
0.49 

0.01 

0.01 

0.90 

1.09 

1.11 

i 

1.74 

1.56 

8 

0.81 
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Specification  for  Steel  Reinforcing  Rods.  Adopted  by  First  Conference 
1917,  State  Highway  Testing  Engineers  and  Chemists. 

"Rods  shall  be  (insert  form  selected)*  and  (insert  method  of  manufacture  * 
sired)**  and  shall  conform  to  the  following  chemical  and  physical  requirements.  Twistst 
bars  shall  be  twisted  with  one  complete  twist  in  a  length  not  over  12  times  the  thick 
ness  of  the  bar. 

"  Chemical  Properties.***    Rods  shall  meet  the  following  chemical-  requirement*: 

Phosphorus  (S6™61?^: not  more  than  x  % 

I  Open-hearth not  more  than  x  % 

"Physical  Properties.     Rods  shall  meet  the  following  requirements  for  physk* 

properties: 

Tension  Tests: 

Tensile  strength not  less  than  x  lb  per  sq  in 

Yield  point not  less  than  x  lb  per  sq  in 

Elongation  in  8  in not  less  than  x  % 

Cold  bend  test  without  cracking: 

Thickness  or  diameter  %  in x°. 

Thickness  or  diameter  ii  in  or  over r°. 

M  Modifications  in  Elongation.  For  plain  and  deformed  bars  over  K  in  is 
thickness  or  diameter,  a  deduction  of  1  from  the  percentages  of  elongation  gw»*ra^ 
in  the  foregoing  table  shall  be  made  for  each  increase  of  x  /s  in  in  the  thickness  or  diss- 
eter  above  $£  in.  For  plain  and  deformed  bars  under  7  /ie  in  in  thickness  or  diameter, 
a  deduction  of  1  from  the  percentage  of  elongation  specified  in  the  foregoing  tabs 
shall  be  made  for  each  decrease  of  l  h  e  in  in  thickness  or  diameter  below  T/ie  in- 

"  Weight.  The  weight  of  any  lot  of  bars  shall  not  vary  more  than  5%  from  mi 
theoretical  weight  of  that  lot. 

M  Storage.  Steal  rods  shall  be  so  stored  as  to  prevent  the  formation  of  rust  scales  sad 
when  used  on  the  work  they  shall  be  free  from  dust,  dirt,  loose  rust,  paint,  oil  or  grease.' 

16.    Specifications  for  Mixed  Cement-Concrete  Pavements 

Fundamental  Principles  Adopted  by  the  1916  Nat.  Conf.  Concrete  Seel 
Building  (50a),  as  representing  good  practice  in  the  construction  of  concrete 
pavements: 

"Brief  Summary  of  Fundamental  Principles.    The  salient  features  of  the 
recommended  by  the  Conference  are: 

1.  Drainage  of  the  road-bed  is  vital. 

2.  Subgrade  must  be  of  uniform  density  and  should  be  compacted. 

3.  Aggregates  must  be  clean,  hard  and  tough. 

4.  Fine  aggregate,  sand,  should  be  coarse  and  well  graded. 

5.  A  rich  mixture  must  be  used. 

6.  Materials  must  be  accurately  proportioned. 

7.  Mixing  must  be  most  thoro. 

8.  Sloppy  concrete  must  not  be  used. 

9.  In  general,  the  use  of  reinforcement  is  justifiable. 

10.  Inspection  must  be  intelligent  and  thoro. 

11.  Concrete  must  be  protected  from  rapid  drying. 

12.  Pavements  must  not  be  opened  to  traffic  too  soon. 
"The  details  of  recommended  practice  are  as  follows: 

"Materials.  Portland  Cement  shall  meet  the  requirements  of  the  Staadui 
Specifications  for  Portland  Cement  of  the  Am.  Soc.  Test.  Mat.  and  tests  should  be  made 
in  accordance  with  the  methods  of  testing  outlined  by  the  Am.  Soc.  C.  E.     See  (69cK 

♦Plain,  deformed,  hot  or  cold  twisted,  as  may  be  desired. 

♦♦Rolled  from  new  billets  made  by  Bessemer  or  open-hearth  process  or  rolled  fn» 
standard  section  Tee  rails,  as  may  be  specified. 
♦♦♦To  be  applied  only  to  rods  rolled  from  billets. 

x  The  values  given  in  American  Society  for  Testing  Materials  Standards,  191 6> 
"--si  Designation  A15-14,  for  the  particular  kind  of  material  desired,  are  recon- 
ided  for  insertion  in  this  table. 
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IBGATE8.  The  selection  of  proper  aggregates  for  concrete  pavement  construc- 
>f  utmost  importance.  Clean,  hard,  well  graded  materials  are  absolutely 
to  success.  For  this  reason  samples  of  the  materials  proposed  for  use  should 
itted  to  the  engineer  for  approval  before  orders  are  placed.  These  samples 
e  carefully  inspected;  and,  if  possible,  laboratory  tests  be  made  upon  them  to 
e  their  suitability.  If  laboratory  tests  on  shipments  cannot  be  made,  field 
.  be  used  to  furnish  a  general  indication  of  quality.  The  different  aggregates 
e  kept  clean,  and  separate  until  used.  Aggregates  to  be  used  in  the  wearing 
!  two-course  pavements  should  never  be  placed  on  the  subgrade  but  on  planks, 
»me  other  means  is  provided  to  keep  them  free  from  dirt.  If  aggregates  are 
irectly  on  the  subgrade,  care  should  be  used  by  the  shovelers  to  avoid  getting 
arth,  shoveled  from  the  subgrade,  into  the  mix.  Aggregates  should  not  only  be 
en  they  are  delivered  on  the  job,  but  clean  when  placed  in  the  mixer. 
hb  Supply  is  a  most  important  factor  and  is  frequently  overlooked  by  the 
and  contractor.  A  large  supply  of  water  is  necessary  for  (1)  sprinkling  the 
»;  (2)  mixing  the  concrete;  and  (8)  keeping  the  concrete  moist  during  early 
'  hardening.  For  the  last  purpose  25  to  30  gal  per  sq  yd  of  pavement  will  be 
during  the  summer  months.  Unless  sprinkling  is  thoro  the  wearing  qualities 
.vement  will  not  be  all  they  should  be. 

use  of  reinforcement  in  concrete  pavements  is  increasing.  A  coftHfig  of 
t  will  not  be  detrimental  to  satisfactory  results  but  care  should  be  exercised  that 
Bive  rust,  paint  or  other  coatings  are  present  to  interfere  with  proper  bond. 
>uld  also  be  exercised  to  see  that  the  reinforcement  is  so  stored  prior  to  use, 
i  not  coated  with  mud  or  clay  when  placed  in  the  pavement.  Reinforcement  left 
when  the  contract  is  not  complete  at  the  end  of  the  season  should  be  collected 
red  so  that  it  will  be  protected  from  the  elements.  Occasionally  tensile  and 
tests  should  be  made  to  see  that  the  requirementalof  the  specifications  are  fulfilled. 
T  Filler  should  preferably  be  of  a  single  thickness.  Transverse  joint  filler 
te  cut  to  the  crown  of  the  pavement  by  the  manufacturer,  when  metal  plates 
L  A  type  of  joint  filler  which  will  iron  out  readily  under  traffic  is  preferable 
i  unprotected  joints.  A  joint  filler  which  will  not  bend  easily  when  concrete  is 
d  against  it  is  to  be  preferred. 

pal  Joint-Protection  Plates  should  be  properly  bundled  and  wired  by  the 
sturer  so  that  they  will  arrive  on  the  work  in  good  condition,  free  from  warp, 
on  plates  up  to  20  ft  shall  be  shipped  in  single  lengths.  The  exact  length 
1  should  be  provided  so  that  the  contractor  will  not  find  it  necessary  to  cut 
In  cutting  plates  for  length,  spacing  between  eccentrics  on  the  installation 
uld  be  considered  to  avoid  interference  with  anchorage  tugs  on  plates.  Par- 
are  should  be  used  by  the  manufacturer  in  crowning  the  installing  bar,  to  avoid 
Baity  of  duplication  of  work  by  the  contractor. 

Drainage  of  the  road-bed  is  of  vital  importance.  If  the  subgrade  is  not  well 
,  there  is  danger  of  unequal  settlement  or  frost  action,  which  will  cause  cracks, 
ithod  of  drainage  to  be  used  will  depend  upon  local  conditions.  For  roads, 
drainage  may  be  secured  thru  lateral  ditches.  For  streets,  as  well  as  roads, 
ns  may  be  used.  These  should  be  laid  on  each  side  of  the  roadway,  or  may  be 
one  side  only,  with  cross-drains  leading  thereto  at  a  suitable  depth,  depending 
width  of  the  pavement.  Drainage  trenches,  if  placed  under  the  subgrade, 
be  completed  before  final  rolling. 

ding.  When  roadways  are  constructed  over  fills,  extreme  care  should  be  ob- 
» insure  the  use  of  proper  materials  in  layers  of  such  thickness  that  the  materials 
thoroly  compacted  so  that  when  the  fill  is  completed  there  will  be  a  minimum 
sment.  In  general,  fills  shall  be  made  in  thin  layers,  the  thickness  depending 
character  of  material  to  be  used  in  making  the  fill.  The  fill  should  be  allowed 
i  for  as  long  a  time  as  possible,  to  give  it  an  opportunity  to  settle  thoroly  before 
•ement  is  placed  thereon.  Deep  fills  should  be  allowed  to  settle  thru  one  winter 
er  such  procedure  is  possible.  Puddling  will  be  found  advantageous  in  compacting 
Is.  Wetting  and  rolling  shall  be  performed  when  making  a  fill  in  order  to  secure 
Dmpactness.  Fills  should  never  be  made  with  frozen  materials,  nor  with  lumps 
than  6  in  in  their  greatest  dimension. 

>grade.  The  fundamental  requirement  of  the  subgrade  is  that  it  should  be  of 
>  density  so  that  it  will  not  settle  unevenly,  thus  causing  cracks  in  the  surface 
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of  the  pavement.  No  part  of  the  work  is  more  deserving  of  intelligent  care  and  psias- 
taking  labor  than  the  preparation  of  the  subgrade.  The  alight  additional  cost  in  uiiiij 
to  insure  good  results  is  abundantly  justifiable.  When  the  pavement  is  constructed 
on  virgin  soil,  care  should  be  taken  to  remove  all  soft  spots  so  as  to  insure  a  unifora 
density;  and  if  constructed  on  an  old  road-bed,  even  greater  care  must  be  taken  fc» 
secure  uniform  density,  as  the  subgrade  is  likely  to  be  more  compact  in  the  caster 
than  at  the  sides.  An  old  road-bed  should  be  scarified,  reshaped  and  rolled.  The 
subgrade  adjacent  to  the  curb  should  be  hand  tamped. 

"Forms.  Metal  side  forms  of  sufficient  strength  to  withstand  the  necessary  bard 
usage  are  preferred.  When  wooden  forms  are  used  they  should  be  of  2-in  slock,  at 
least,  and  capped  with  a  2-in  angle  iron,  and  so  constructed  that  adjacent  sectxea 
can  be  lapped.  Forms  should  have  a  width  not  less  than  the  thickness  of  the  pave- 
ment at  the  sides.  Particular  care  should  be  exercised  to  see  that  the  top  edge  of  form 
is  clean  so  as  to  avoid  unevenness  in  the  finished  pavement.  If  forms  are  warped  cr 
stakes  not  properly  placed,  a  poor  alignment  of  the  edge  of  the  concrete  slab  -will  resale 
See  (70). 

"Pavement  Section.  The  thickness  of  a  concrete  pavement  is  controlled  by  many 
factors,  each  of  which  should  be  given  consideration.  In  view  of  the  increasing  or 
of  the  heavy  motor  truck  and  bus,  it  seems  unwise  to  build  pavements  with  a  thicknes 
of  less  than  6  in  at  any  point.  In  general,  pavements  should  be  thicker  at  the  center 
than  at  the  sides.  Alleys  with  an  inverted  crown,  and  narrow  one-slope  roads,  sboaki 
have  a  uniform  thickness.  Wherever  the  thickness  can  be  increased  without  excessive 
cost,  to  secure  a  flat  subgrade,  or  one  nearly  fiat,  such  increase  is  advisable. 

"  The  desirable  width  for  a  single-track  road  is  10  ft.  The  desirable  width  of  donhfc» 
track  roads  is  18  ft.  The  total  width  of  the  roadway  should  be  not  less  than  20  ft  for 
single-track  roads  and  not  less  than  26  ft  for  double-track  roads. 

"The  crown  of  pavements  should  be  not  less  than  1/100  nor  more  than  1/50  e? 
the  total  width.  Except  in  unusual  cases,  1  /100  will  be  considered  satisfactory  for 
alley  pavements.  For  city  streets  an  average  crown  of  1/75  will  generally  be  found 
sufficient,  and  should  not  be  reduced,  except  on  grades. 

"Joints.  Transverse  joints  should  be  placed  across  the  pavement  perpendicalsr 
to  the  center  line  about  50  ft  apart  There  seems  to  be  a  tendency  to  widen  the  dis- 
tance between  joints.  Joints  should  extend  entirely  thru  the  pavement,  as  weD  ss 
thru  the  curb  if  integral  curbs  are  used.  Joints  should  be  constructed  perpendieshr 
to  the  surface  of  the  pavement  to  avoid  the  possibility  of  one  slab  rising  above  the 
other. 

"Longitudinal  Joint  Filler  should  be  staked  or  otherwise  securely  held  against 
the  curb.    Joint  material  should  also  be  placed  around  manholes,  catch  H—fr^  etc 

"Pbotbctbd  Joints.  The  tendency  of  present  practice  is  toward  the  «-«■■ j™  <rf 
metal  protection  plates  for  joints.  It  is  possible  that  the  value  of  metal  protectee 
plates  is  dependent  somewhat  on  the  character  of  aggregate  used,  and  it  is  considered 
that  they  are  more  essential  in  street  pavements  than  in  country  highways. 

"  Plates  for  protected  joints  should  be  wired  together  with  the  joint  filler  in  pkaet 
and  securely  held  in  the  installing  bars.  When  short  sections  of  joint  filler  are  usrd 
they  should  likewise  be  wired  together.  Supports  for  the  joint  should  be  used  whes 
the  pavement  is  of  such  width  that  the  installing  bar  deflects.  On  wide  streets  evwy 
joint  should  be  checked  as  to  crown  with  sighting  T's.  When  necessary  to  have  joist 
plates  in  two  sections,  the  contractor  should  arrange  with  the  manufacturer  to  have 
holes  drilled  in  the  abutting  ends  of  the  plates  so  that  the  plates  may  be  securely  wired 
or  strapped  together.  As  the  joint  plates  usually  do  not  fit  tight  to  the  installing  bar, 
a  #-in  shim  is  placed  under  each  end  of  the  installing  bar,  to  insure  that  the  plates  are 
not  covered  by  the  concrete. 

"Mixing  and  Placing  Concrete.  The  method  of  measuring  materials  for  the  con- 
crete, including  water,  should  be  one  which  will  insure  accurate  proportions  of  each 
of  the  ingredients  at  all  times.  It  is  recommended  that  a  sack  of  Portland  cement, 
containing  94  lb  net,  be  considered  as  equivalent  to  1  cu  f t. 

"The  proportions  should  not  exceed  5  parts  of  fine  and  coarse  aggregate,  measured 
separately,  to  1  part  of  Portland  cement,  and  the  fine  aggregate  should  not  exceed 
40%  of  the  mixture  of  fine  and  coarse  aggregates. 

'""BfiGATES.    Bank  run  material  shall  not  be  used.    Proportioning  based  en 
tlysis  or  by  relative  density  tests  is  not  practical  for  concrete  pavements  except 
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where  laboratory  direction  is  available.  But  where  proper  facilities  are  available,  the 
above  proportions  should  be  varied  as  the  tests  warrant. 

"Mixing.  The  ingredients  should  be  mixed  in  a  batch  mixer  of  approved  style, 
and  the  sice  of  the  batch  should  not  exceed  the  rated  capacity  of  the  mixes.  The  mixing 
should  be  continued  for  at  least  1  minute  after  all  materials  are  in  the  mixer  and  before 
any  of  the  concrete  is  discharged.  The  speed  of  the  mixer  should  not  exceed  16  rev 
per  min;  the  number  of  revolutions  per  batch  should  not  be  less  than  10;  however,  the 
time,  and  not  the  number  of  revolutions,  should  be  the  factor  for  determining  proper 
mixing,  in  order  to  distribute  the  water  thru  the  batch. 

"Consistency.  The  practice  is  to  mix  concrete  entirely  too  wet.  The  consistency 
should  be  such  as  not  to  require  tamping,  but  not  so  wet  as  to  cause  the  separation 
of  the  mortar  from  the  aggregate  in  handling  and  placing.  The  strength  and  wearing 
qualities  of  the  concrete  are  vitally  lessened  by  an  excess  of  water  in  mixing. 

"Placing.  If  the  subgrade  has  been  disturbed  by  teaming  or  from  other  causes, 
it  should  be  brought  to  its  former  surface,  and  thoroly  saturated  with  water.  The 
concrete  should  be  deposited  rapidly  to  the  required  depth  and  width.  The  section 
should  be  completed  to  a  transverse  joint,  without  the  use  of  intermediate  forms  or 
bulkheads,  or  a  transverse  joint  may  be  placed  at  the  point  of  stopping  of  the  work. 
In  case  the  mixer  breaks  down  the  concrete  should  be  mixed  by  hand  to  complete  the 
section.  Where  reinforcement  is  used  it  should  be  embedded  in  the  concrete  before 
the  concrete  has  begun  to  harden;  and  the  concrete  above  the  reinforcement  should  be 
placed  within  20  min  after  the  placing  of  the  concrete  below.  In  two-course  pavements 
the  top  should  be  placed  within  20  min  after  the  placing  of  the  bottom. 

"Finishing.  The  surface  of  the  concrete  should  be  struck  off  by  means  of  a  tem- 
plate moved  with  a  combined  longitudinal  and  transverse  motion.  The  excess  material 
that  accumulates  in  front  of  the  template  should  be  uniformly  distributed  over  the 
surface  of  the  pavement  except  near  the  transverse  joint,  when  the  excess  material 
should  be  removed.  The  concrete  adjoining  the  transverse  joint  shall  be  dense,  and 
any  depressions  in  the  surface  shall  be  filled  with  concrete  of  the  same  composition 
as  the  body  of  the  work.  After  being  brought  to  the  established  grade  with  a  template, 
the  concrete  should  be  finished  to  true  surface  with  a  wood  float,  used  from  a  suitable 
bridge.  A  metal  float,  trowel,  should  not  be  used.  Brooming  of  the  surface  is  not 
necessary*  and  grooves  are  objectionable  even  on  grades. 

"  Retempering  of  mortar  or  concrete  which  has  partly  hardened,  that  is,  mixing  with 
additional  materials  or  water,  is  strongly  condemned  and  should  not  be  permitted. 

"Protection  and  Curing.  Even  the  best  concrete  may  be  seriously  damaged  by  too 
rapid  drying  out,  early  exposure  to  low  temperature,  or  by  being  opened  to  traffic  at 
too  early  a  period.  Hot  sun  and  drying  winds  are  most  likely  to  dry  out  the  concrete  too 
rapidly,  thus  causing  shrinkage  cracks  or  causing  a  surface  which  will  not  wear  well 
under  traffic.  The  use  of  a  canvas  covering  will  be  found  effective  in  overcoming  this 
condition.  Sprinkling  should  also  be  employed  as  soon  as  the  concrete  is  hard  enough 
to  prevent  the  surface  from  being  pitted.  An  earth  covering  or  protection  by  ponding 
should  be  employed  after  the  first  day.  Under  most  favorable  conditions  such  pro- 
lection  should  be  given  to  the  pavement  for  at  least  2  weeks.  Water  should  be  added 
during  this  period  to  keep  the  concrete  wet.  In  cool  weather  it  is  often  advisable  to 
omit  the  earth  covering,  thus  allowing  the  concrete  to  harden  more  rapidly.  Sprinkling 
should  not  be  omitted  during  the  day  in  case  the  surface  shows  a  tendency  to  dry  out. 
When  there  is  danger  of  frost,  sprinkling  should  be  omitted  and  a  covering  of  canvas 
or  of  straw  and  canvas  used.  Placing  concrete  pavements  in  temperatures  at  or  near 
freezing  is  not  advisable;  but  if  in  special  cases  such  work  is  unavoidable,  the  water 
and  aggregate  should  be  heated  and  fresh  work  protected,  and  precautions  taken  to 
protect  the  concrete  from  freezing  for  at  least  10  days.  Chemicals  should  not  be  used 
to  lower  the  freezing  temperature  of  the  mixture.  See  (23a).  Concrete  should  not 
be  deposited  on  a  frozen  subgrade. 

"  Opening  to  Traffic.  Under  most  favorable  conditions  a  concrete  pavement  should 
not  be  opened  to  traffic  in  less  than  2  weeks  after  the  last  concrete  has  been  placed,  and 
when  conditions  permit  this  interval  should  be  increased  to  4  weeks.  , 

"  Where  the  materials  most  readily  available  are  such  as  to  give  good  construction 
in  one-course  pavement,  this  Conference  recommends  that  the  one-course  be  used. 

"The  Integral  Curb  for  concrete  street  pavements  is  recommended  in  preference 
to  straight  curb  or  combined  curb  and  gutter.     Such  construction  eliminates  the 
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longitudinal  joint  along  the  curb,  and  maintains  a  permanent  grade  and  alignment. 
Precaution  should  be  taken  to  insure  that  the  curb  is  thoroly  bonded  to  the  pavement 
proper.     The  integral  curb  can  be  used  on  wide  as  well  as  on  narrow  streets. 

"Specifications.  Since  no  specifications  were  considered  by  the  Conference,  the 
Standard  Specifications  for  Pavements  and  Roadways  of  the  Am.  Concrete  Inst,  are 
recommended." 

For  a  Tabular  Comparison  of  Specifications  of  Coarse  Aggregates,  see  (50). 
For  additional  specifications  covering  materials  for  cement-concrete  for 
pavements,  see  Art.  10. 

The  Am.  Concrete  Inst.  1917  Specifications  for  One-Course  Cement- 
Concrete  Pavement  for  Roads  are  as  follows: 

''Material*.  Cbmbnt.  The  cement  shall  meet  the  requirements  of  the  Standard 
Specifications  and  Tests  for  Portland  Cement,  adopted  by  the  Am.  Soc  Teat.  Hat, 
Sept.  1,  1916,  with  all  subsequent  amendments  and  additions  thereto  adopted  by  amid 
Society  and  by  this  Institute.    See  (69c). 

"Aggregates.  Before  delivery  on  the  job,  the  contractor  shall  submit  to  the 
engineer  a  60  lb  sample  of  each  of  the  fine  and  coarse  aggregates  proposed  for  nse. 
The  samples  shall  be  tested  and  if  found  to  pass  the  requirements  of  the  specifications 
similar  material  shall  be  considered  as  acceptable  for  the  work.  Aggregates  contain- 
ing frost  or  lumps  of  frozen  material  shall  not  be  used. 

"  Fine  aggregate  shall  consist  of  natural  sand  or  screenings  from  hard,  tough  durable 
crushed  rock  or  gravel,  consisting  of  quartzite  grains  or  other  equally  hard  materia], 
graded  from  fine  to  coarse  with  the  coarse  particles  predominating.  Fine  aggregate. 
when  dry,  shall  pass  a  screen  having  4  meshes  per  lin  in;  not  more  than  26%  shall  pass 
a  sieve  having  60  meshes  per  lin  in,  and  not  more  than  5%  shall  pass  a  sieve  having 
100  meshes  per  lin  in.  Fine  aggregate  shall  not  contain  vegetable  or  other  deleterious 
matter,  nor  more  than  3%  by  weight  of  clay  or  loam.  Routine  field  tests  shall  be  made 
on  fine  aggregate  as  delivered.  If  there  is  more  than  7%  of  day  or  loam  by  volume  in 
1  hour's  settlement  after  shaking  in  an  excess  of  water,  the  material  represented  by  the 
sample  shall  beYejected.  Fine  aggregate  shall  be  of  such  quality  that  mortar  composed  of 
1  part  Portland  cement,  and  8  parts  fine  aggregate,  by  weight,  when  made  into  briquettes, 
shall  show  a  tensile  strength,  at  7  and  28  days,  equal  to  or  greater  than  the  strength  of 
briquettes  composed  of  1  part  of  the  same  cement  and  3  parts  standard  Ottawa  sand 
by  weight.  The  percentage  of  water  used  in  making  the  briquettes  of  cement  and  fine 
aggregate  shall  be  such  as  to  produce  a  mortar  of  the  same  consistency  as  that  of  the 
Ottawa  sand  briquettes  of  standard  consistency.  In  other  respects  all  briquettes  shall 
be  made  in  accordance  with  the  methods  outlined  in  the  Standard  Specifications  and 
Tests  for  Portland  Cement,  adopted  by  the  Am.  Soc  Test.  Mat,  Sept.  1, 1916. 

"  Coarse  aggregate  shall  consist  of  clean,  hard,  tough,  durable  crushed  rock  or  peb- 
bles graded  in  size,  free  from  vegetable  or  other  deleterious  matter,  and  shall  ******** 
no  soft,  flat  or  elongated  particles.  The  size  of  the  coarse  aggregate  shall  be  aneh  as 
to  pass  a  2-in  round  opening  and  shall  range  from  2  in  down,  not  more  than  5% 
passing  a  screen  having  4  meshes  per  lin  in  and  no  intermediate  sizes  shall  be  removed. 

"  Mixed  Aggregate.  Crusher  run  stone,  bank  run  gravel  or  artificially  prepared 
mixtures  of  fine  and  coarse  aggregate  shall  not  be  used. 

"Water  shall  be  clean,  free  from  oil,  acid,  alkali  or  vegetable  matter. 

"All  reinforcement  shall  be  free  from  excessive  rust,  scale,  paint  or  coatings  of 
any  character  which  will  tend  to  destroy  the  bond. 

"Joint  Filler  shall  consist  of  prepared  strips  of  fiber  matrix  and  bitumen,  or 
similar  material  of  approved  quality,  H  in  in  thickness.  Where  the  joints  are  protected 
with  metal  plates  the  joint  filler  shall  be  made  to  conform  to  the  cross  ocction  of  the 
pavement,  and  where  unprotected  joints  are  used,  the  width  of  the  joint  filler  shall  be 
at  least  }£  in  greater  than  the  thickness  of  the  pavement  at  any  point.  Prior  to  sub- 
mitting bid  the  contractor  shall  obtain  approval  of  the  engineer  for  the  joint  filler 
which  he  proposes  to  use. 

"Joint  Protection  Plates.    Soft  steel  plates  for  the  protection  of  the 'edges  of 

the  concrete  at  transverse  joints  shall  be  not  less  than  2  ^  in  in  depth  and  not  less 

than  H  in  nor  more  than  H  in  average  thickness.    The  plates  shall  be  of  such  form 

-ovide  for  rigid  anchorage  to  the  concrete.    The  type  and  method  of  instaUa* 

joint  protection  plates  shall  be  approved  by  the  engineer. 
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"  Shoulders.  Materials  for  the  construction  of  shoulders  shall  be  described  as 
desired  by  the  engineer. 

"Grading  shall  include  all  cuts,  fills,  ditches,  borrow  pits,  approaches  and  all  earth 
or  rock  moving  for  whatever  purpose  where  such  work  is  an  essential  part  of  or  neces- 
sary to  the  prosecution  of  the  contract. 

"Engineer's  Stakes  will  be  set  by  the  engineer  for  the  center  line,  side  slopes, 
finished  grade  and  other  necessary  points  properly  marked  for  the  cut  or  filL     When  the 

established  grade  is  approached  the  final  grade  stakes  will  be  set  for  which 

days'  notice  must  be  given  to  the  engineer. 

"Free  Haul.  Excess  material  shall  be  disposed  of  as  directed  by  the  engineer,  the 
free  haul  not  to  exceed feet. 

"Over-Haul.     Materials  hauled  a  greater  distance  than  the  free  haul  from  the 

place  of  excavation  shall  be  paid  for  at  the  rate  of cents  per  cubic  yard 

for  each  additional feet. 

"Cuts  and  Fills.  In  cuts  the  final  grade  shall  be  obtained  by  rolling  with  a  roller 
weighing  not  less  than  5  nor  more  than  10  tons.  When  a  fill  of  1  ft  or  less  is  required 
to  bring  the  surface  to  grade,  all  vegetable  matter  shall  be  removed  before  making  the 
JUL  Embankments  shall  be  formed  of  earth  or  other  approved  materials  and  shall  be 
constructed  in  successive  layers,  the  first  of  which  shall  extend  entirely  across  from  the 
toe  of  the  slope  on  one  side  to  the  toe  of  the  slope  on  the  other  side  and  successive  layers 
shall  extend  entirely  across  embankments  from  slope  to  slope.  Each  layer,  which 
shall  not  exceed  1  ft  in  depth,  shall  be  thoroly  rolled  with  a  roller  weighing  not  less 
than  6  nor  more  than  10  tons.  The  roller  shall  pass  over  the  entire  area  of  each  layer  of 
the  fill  at  least  twice.  The  sides  of  the  embankment  shall  be  kept  lower  than  the  center 
during  all  stages  of  the  work  and  the  surface  maintained  in  condition  for  adequate 
drainage.  The  use  of  muck,  quicksand,  soft  clay  or  spongy  material  which  will  not 
consolidate  under  the  roller,  is  prohibited.  When  the  material  excavated  from  the 
cuts  is  not  sufficient  to  make  the  fills  shown  on  the  plans,  the  contractor  shall  furnish 
the  necessary  extra  material  to  bring  the  fills  to  the  proper  width  and  grade.  When 
the  earth  work  is  completed,  the  cross-section  of  the  road-bed  shall  conform  to  the 
cross  sectional  drawings  and  profile  attached  hereto. 

"All  slopes  must  be  properly  dressed  to  lines  given  by  the  engineer. 

"Drainage.  The  contractor  shall  construct  such  drainage  ditches  as  will  insure 
perfect  surface  and  subsurface  drainage  during  construction,  and  such  work  shall  be 
completed  to  the  satisfaction  of  the  engineer,  prior  to  the  preparation  of  the  road-bed, 
as  herein  specified. 

"Tile  Drains  shall  be  placed  as  shown  in  the  drawings  attached  hereto.    Tile 

to  be  laid  in  a  trench  at  least inches  wide  and 

feet  deep  below  the  established  grade  of  the  finished  road.  Such  trench  shall  be 
backfilled  with  crushed  stone  or  pit  run  gravel,  with  fine  material  removed,  which, 
after  light  tamping,  shall  be inches  in  depth. 

"Open  Ditches  must  be  constructed  along  the  concrete  pavement  as  shown  on  the 
attached  drawing;  the  dimensions,  side  slopes  and  grade  of  said  ditches  being  as  shown 
on  the  cross-section  drawings  and  profile  attached  hereto.  At  the  time  of  the  accep- 
tance of  the  road,  or  when  concreting  is  discontinued  for  the  winter,  the  ditches  must 
be  in  perfect  condition  with  clean  slopes  and  bottom,  containing  no  obstructions  to 
the  flow  of  water. 

"The  Subgrade  shall  be  brought  to  a  firm  density  by  rolling  the  entire  area  with 
a  self-propelled  roller.  All  portions  of  the  surface  of  the  subgrade,  which  are  inacces- 
sible to  the  roller,  shall  be  thoroly  tamped  with  a  hand  tamp  weighing  not  less  than 
60  lb,  the  face  of  which  shall  not  exceed  100  sq  in  in  area.  All  soft,  spongy  or  yield- 
ing; spots  and  all  vegetable  or  other  perishable  matter  shall  be  entirely  removed  and 
the  space  refilled  with  suitable  materials.  When  the  concrete  pavement  is  to  be 
constructed  over  an  old  road-bed  composed  of  gravel  or  macadam,  the  old  road-bed 
shall  be  entirely  loosened  and  the  material  spread  for  the  full  width  of  the  road-bed 
and  rolled.  All  interstices  shall  be  filled  with  fine  material  and  rolled  to  make  a 
dense,  tight  surface  of  the  road-bed. 

"Acceptance.  No  concrete  shall  be  deposited  until  the  subgrade  is  checked  and 
accepted  by  the  engineer. 

"Forms.  Materials.  Metal  or  wooden  forms  shall  be  free  from  warp,  of  sufficient 
strength  to  resist  springing  out  of  shape,  and  shall  be  equal  in  width  to  the  thickne 
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of  the  pavement  at  the  edges.  Wooden  forma  shall  be  of  not  less  than  2-in  stock,  and 
shall  be  capped  with  2-in  angle  irons. 

"Setting.  The  forms  shall  be  well  staked  or  otherwise  held  to  the  establiBhed 
line  and  grades,  and  the  upper  edges  shall  conform  to  the  established  grade  of  the 
road. 

"Treatment.    All  mortar  and  dirt  shall  be  removed  from  forms  before  they  are 

used. 

"Pavement  Section.    Width,  Thickness  of  Concrete  and  Crown.    The 

crete  pavement  shall  be    feet  wide,    

inches  in  depth  at  center,  and  inches  in  depth  at  the 

The  finished  surface  shall  conform  to  the  arc  of  a  circle,  as  shown  on  the  plans  attached 
hereto. 

"  Note:  The  thickness  of  the  concrete  at  the  edges  shall  be  not  less  than  6  in.  The 
crown  shall  be  not  less  than  1/100  nor  more  than  1/60  of  the  width. 

"Joints.  Width  and  Location.  Transverse  joints  shall  be  X  in  in  width  and  shall 
be  placed  across  the  pavement  perpendicular  to  the  center  line,  not  more  than  86  ft 
apart.  All  joints  shall  extend  thru  the  entire  thickness  of  the  pavement  and  shall  be 
perpendicular  to  its  surface.  Ail  catch-basins,  manhole  tops,  poles  or  other  fixed 
objects  which  project  thru  the  pavement  shall  be  separated  from  the  concrete  by  joint 
filler. 

"Joint  Filler.  All  joints  shall  be  formed  by  inserting  during  construction  and  leav- 
ing in  place  the  required  thickness  of  joint  filler  which  shall  extend  thru  the  entire 
thickness  of  the  pavement. 

"Protected  Joints.*  The  concrete  at  all  transverse  joints  shall  be  protected  with 
joint  protection  plates  which  shall  be  rigidly  anchored  to  the  concrete.  The  upper 
edges  of  the  plates  shall  be  even  with  each  other  and  the  adjoining  surface  of  the  con- 
crete. All  steel  plates  varying  more  than  M  in  from  the  finished  surface  of  the  con- 
crete, as  shown  on  the  plans  attached  hereto,  shall  be  ground  to  meet  the  apeqfied 
requirements,  or  slabs  in  which  such  plates  occur  shall  be  removed  and  replaced  with 
new  material  by  the  contractor  at  his  expense. 

"Unprotected  Joints.*  All  transverse  joints  Bhall  extend  thru  the  entire  thick- 
ness of 'the  pavement  and  the  filler  shall  project  not  less  than  H  in  above  the  finished 
surface.  Before  the  road  is' opened  to  traffic,  joint  filler  shall  be  cut  off  to  a  height 
of  K  in  above  the  surface  of  the  road. 

"Measuring  Materials  and  Mixing  Concrete.  Measuring  Materials.  The 
method  of  measuring  the  materials  for  the  concrete,  including  water,  shall  be  one  wfatcb 
will  insure  separate  and  uniform  proportions  of  each  of  the  materials  at  all  tunes.  A 
sack  of  Portland  cement,  94  lb  net,  shall  be  considered  1  cu  f  t. 

"  Mixing.  The  materials  shall  be  mixed  in  a  batch  mixer  approved  by  the  engineer, 
and  irrespective  of  the  size  of  the  batch  and  rate  of  speed  used,  mixing  shall  continue 
after  all  materials  are  in  the  drum  for  at  least  1  min  before  any  part  of  the  batch  is 
discharged  from  the  drum.  The  drum  shall  be  completely  emptied  before  receiving 
material  for  the  succeeding  batch.  The  volume  of  the  mixed  material  used  per  batch 
shall  not  exceed  the  manufacturer's  rated  capacity  of  the  drum  in  cubic  feet  of  mixed 
material. 

"  Retempbrino.  Retempering  of  mortar  or  concrete  which  has  partly  hardened ;  that 
is,  remixing  with  or  without  additional  materials  or  water,  shall  not  be  permitted. 

"  Proportions.  The  concrete  shall  be  mixed  in  the  proportions  of  1  sack  of  Port- 
land cement  to  not  more  than  2  cu  f t  of  fine  aggregate  and  not  more  than  S  cu  f t  of 
coarse  aggregate,  and  in  no  case  shall  the  volume  of  the  fine  aggregate  be  less  than  one- 
half  the  volume  of  the  coarse  aggregate.  A  cubic  yard  of  concrete  in  place  shall  con- 
tain not  less  than  1.7  barrels  of  cement.  The  engineer  shall  compare  the  calculated 
amount  of  cement  required  according  to  these  specifications  and  plans  attached  hereto 
with  the  amounts  actually  used  in  each  section  of  concrete  between  successive  trans- 
verse joints,  as  determined  by  actual  count  of  the  number  of  sacks  of  cement  used  in 
each  section.  If  the  amount  of  cement  used  in  any  three  adjacent  sections,  between 
transverse  joints,  is  less  by  more  than  2%,  or  if  the  amount  of  cement  used  in  any  one 
section  is  less  by  more  than  5%  of  the  amount  hereinbefore  required,  the  contractor 

-™:    When  the  specification  Protected  Joints  is  to  be  used,  Unprotected  Joints 
omitted,  and  vice  versa. 
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iove  all  such  sections  and  replace  the  same  with  new  materials,  according  to 

Mdfications,  at  his  expense. 

iistbncy.     The  materials  shall  be  mixed  with  sufficient  water  to  produce  a 

which  will  hold  its  shape  when  struck  off  with  a  template.    The  consistency 

;  be  such  as  to  cause  a  separation  of  the  mortar  from  the  coarse  aggregate 

Ling.    • 

forcing.     Concrete  pavements  20  ft  or  more  in  width  shall  be  reinforced. 

forcement  shall  have  a  weight  of  not  less  than  28  lb  per  100  sq  ft.    The  ratio 

ive  areas  of  reinforcing  members  at  right  angles  to  each  other  may  vary  from 

:1.     The  spacing  between  parallel  lines  of  reinforcing  members  shall  not  be 

in  8  in.     A  reduction  of  3  lb  from  the  weight  specified  shall  be  allowed  for 

pes  of  reinforcement  not  requiring  extra  metal  at  intersections.  . 

b:     The  committee  is  of  the  opinion  that  the  weight  of  reinforcement  for  streets 

ft  wide  should  be  greater  than  28  lb  per  100  sq  ft. 

forcing  metal  shall  be  placed  not  less  than  2  in  from  the  finished  surface  of  the 

it  and  otherwise  shall  be  placed  as  shown  on  the  drawings  attached  hereto. 

tforcing  metal  shall  extend  to  within  2  in  of  all  joints,  but  shall  not  cross  them. 

t  widths  of  fabric  shall  be  lapped  not  less  than  4  in  when  the  lap  is  made  per- 

iar  to  the  center  line  of  the  pavement  and  not  less  than  1  ft  when  the  lap  is 

irallel  to  the  center  line  of  the  pavement,  and  in  most  cases  the  use  of  reinforce- 

pavementa  16  ft  wide  is  good  practice. 

;ing  Concrete.  Immediately  prior  to  placing  the  concrete,  the  subgrade  shall 
ght  to  an  even  surface.  The  surface  of  the  subgrade  shall  be  thoroly  wet 
11  show  no  pools  of  water  when  the  concrete  is  placed.  After  mixing,  the  con- 
all  be  deposited  rapidly  upon  the  subgrade,  to  the  required  depth  and  for  the 
vidth  of  the  pavement  in  successive  batches  and  in  a  continuous  operation 

the  use  of  intermediate  forms  or  bulkheads  between  expansion  joints.  If 
s  is  placed  in  two  courses,  as  when  reinforcement  is  used,  any  dirt,  sand  or  dust 
sollects  on  the  base  course,  shall  be  removed  before  the  top  course  is  placed, 
icrete  above  the  reinforcement  shall  be  placed  immediately  after  mixing  and 
ise  shall  more  than  45  min  elapse  between  the  time  that  the  concrete  below  the 
ement  has  been  mixed  and  the  concrete  above  the  reinforcement  is  placed. 

of  a  breakdown,  concrete  shall  be  mixed  by  hand  to  complete  the  section  or 
rmediate  transverse  joint  placed  as  hereinbefore  specified  at  the  point  of  stop- 
irk.  Any  concrete  in  excess  of  that  needed  to  complete  a  section  at  the  stopping 
:  shall  not  be  used. 

isuing.  The  concrete  shall  be  brought  to  a  proper  contour  by  any  means 
will  insure  a  compact  dense  surface.  Any  holes  left  by  removing  any  material 
Be  used  in  constructing  joints  shall  be  filled  immediately  with  concrete  from  the 
atch  deposited  on  the  subgrade.  Concrete  adjoining  metal  protection  plates  at 
rse  joints  shall  be  dense  in  character  and  shall  be  given  a  smooth  finish  with  a 
owel  for  a  distance  of  6  in  on  each  side  of  the  joints.  The  concrete  adjacent  to 
acted  joints  shall  be  finished  with  a  wood  float,  which  is  divided  thru  the  center 
uch  will  permit  finishing  on  both  sides  of  the  filler  at  the  same  time.  Concrete 
e  finished  in  a  manner  thoroly  to  compact  it  and  produce  a  surface  free  from 
ions  or  inequalities  of  any  kind.  The  finished  surface  of  the  pavement  shall  not 
lore  than  %  in  from  the  specified  contour. 

te:  It  is  recommended  that  the  contractor  be  required  at  the  end  of  each  day's 
o  stamp  in  the  surface  of  the  concrete,  with  letters  1  ^  to  2  in  high  and  J£  in 
he  date  and  his  name. 

)tection.  Curing  and  Protection.  Except  as  hereinafter  specified,  the 
»  of  the  pavement  shall  be  sprayed  with  water  as  soon  as  the  concrete  is  Buffi- 

hardened  to  prevent  pitting,  and  shall  be  kept  wet  until  an  earth  or  other 
red  covering  is  placed.  As  soon  as  it  can  be  done  without  damaging  the  concrete, 
rface  of  the  pavement  shall  be  covered  with  not  less  than  2  in  of  earth  or  other 
al  approved  by  the  engineer,  which  cover  shall  be  kept  wet  for  at  least  10  days, 
deemed  necessary  or  advisable  by  the  engineer,  freshly  laid  concrete  shall  be 
ted  by  canvas  until  such  covering  can  be  placed.  Under  the  most  favorable 
ions  for  hardening  in  hot  weather  the  pavement  shall  be  closed  to  traffic  for  at 
L4  days,  and  in  cool  weather  for  an  additional  time,  to  be  determined  bv  ♦*»- 
«r.    When  the  average  temperature  is  below  10°  C  (50°  F),  sprinkling  an- 
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ering  of  the  pavement  may  be  omitted  at  the  discretion  of  the  engineer.  The  contrac- 
tor shall  erect  and  maintain  suitable  barriers  to  protect  the  concrete  from  traffic  and 
any  part  of  the  pavement  damaged  from  traffic  or  other  causes,  occurring  prior  to  its 
official  acceptance,  shall  be  repaired  or  replaced  by  the  contractor  at  his  esxpenea, 
in  a  manner  satisfactory  to  the  engineer.  Before  the  pavement  is  thrown  open  to 
traffic  the  covering  shall  be  removed  and  disposed  of  as  directed  by  the  engineer. 

"Cold  Weather  Work.  Concrete  shall  not  be  mixed  nor  deposited  when  the 
temperature  is  below  freezing.  If,  at  any  time  during  the  progress  of  the  work,  the 
temperature  is,  or  in  the  opinion  of  the  engineer  will  within  24  hr  drop  to  2°  C  (85°  F), 
the  water  and  aggregates  shall  be  heated,  and  precautions  taken  to  protect  the  work 
from  freezing  for  at  least  10  days.  In  no  case  shall  concrete  be  deposited  upon  a  fraaen 
subgrade. 

"  Shoulders.  Construction.  When  shoulders  are  required,  they  shall  be  bmrt  upon 
the  properly  prepared  subgrade,  as  shown  on  the  profile  and  cross-sectional  drawings 
attached  hereto.    The  work  shall  be  done  to  the  entire  satisfaction  of  the  engineer.1* 

Am.  Concrete  Inst  1917  Specifications  for  One-Course  Cement-Concrete 
Pavement  for  Streets.  Note:  All  essentials  of  the  specifications  for  One- 
Course  Cement-Concrete  Pavement  for  Roads  applicable  to  street  pave- 
ments, except  those  having  the  same  titles  as  sections  hereafter  given,  form 
a  part  of  these  specifications. 

Materials.  Joint  Filler.  Essentially  the  same  as  for  One-Course  Cement- 
Concrete  Pavement  for  Roads  and,  in  addition,  as  follows:  "The  filler  for  longitudinal 
joints  along  the  curb,  where  a  separate  curb  is  used,  shall,  at  the  discretion  of  the 
engineer,  consist  of  the  same  material  as  specified  for  the  transverse  joints  or  of  bitu- 
men which  will  not  become  soft  enough  to  flow  in  hot  weather  or  brittle  in  cold  weather. 
The  thickness  of  longitudinal  joints  filled  with  bitumen  shall  be  not  less  than  yi  nor 
more  than  %  in. 

Grading.  Cuts  and  Fills.  Essentially  the  same  as  for  One-Course  Cement 
Concrete  Pavements  for  Roads  and,  in  addition,  as  follows:  "All  approaches  con- 
necting the  specified  pavement  with  other  streets  or  alleys  intersecting  shall  also  be 
cut  or  filled,  and  secured  from  settlement,  to  form  a  slope  of  not  more  than  1  vertical 
to  10  horizontal,  as  shown  on  the  profile  and  plans  attached  hereto. 

44  Drainage.  Catch-Basins.  All  catch-basin  and  manhole  tops  and  all  covers  or 
openings  of  any  kind  shall  be  adjusted  to  the  grade  by  the  contractor  at  the  price 
shown  under  this  item  in  his  bid. 

"Forms.  Setting.  The  forms  shall  be  well  staked  or  otherwise  held  to  the  estab- 
lished line  and  grades.  Where  the  curb  is  to  be  constructed  integrally  with  the  pave- 
ment, the  upper  edge  of  the  side  forms  shall  conform  to  the  top  of  the  curb. 

"Pavement  Section.    Width,  thickness  op  concrete  and  crown.    The  concrete 

pavement  shall  be feet  wide  from  face  to  face  of  curb, inches 

in  depth  at  the  center  and inches  in  depth  at  the  sides.    The  finished 

surface  shall  conform  to  the  arc  of  a  circle  as  shown  on  the  plans  attached  hereto. 

"Note:  The  thickness  of  the  concrete  at  the  sides  shall  be  not  less  than  6  in  and 
at  the  center  not  less  than  2  in  more  than  the  thickness  at  the  sides.  When  pave- 
ments 20  ft  or  less  in  width  are  to  be  built  on  approximately  level  ground  and  a  flat 
subgrade  is  to  be  used,  sufficient  fall  for  drainage  at  the  aides  of  the  pavement  along 
the  curb  shall  be  provided  by  giving  the  road-bed  the  same  grade  as  that  proposed  for 
the  gutter.    The  crown  shall  be  not  less  than  1/100  nor  more  than  1/50  of  the  width. 

Joints.  Width  and  Location.  Same  as  for  One-Course  Cement-Concrets 
Pavement  for  Roads  except  as  follows:  "  A  longitudinal  joint  not  less  than  X  in  wide 
shall  be  constructed  between  the  curb  and  the  pavement  where  a  separate  curb  is  used. 
Alt  joints  shall  extend  thru  the  entire  thickness  of  the  pavement  and  curb,  when  in- 
tegral curb  is  specified  and  shall  be  perpendicular  to  the  surface  of  the  pavement. 
In  pavements  with  integral  curb,  the  joint  shall  be  continuous  in  a  straight  line  thru 
pavement  and  curb. 

"Joint  Filler.  All  transverse  joints  shall  be  formed  by  inserting  during  con- 
struction and  leaving  in  place  the  required  thickness  of  prepared  strips  of  fiber  matrix 
and  bitumen  or  similar  material  of  approved  quality  which  shall  extend  thru  the  entire 
'  *  '  ~'M^  of  the  pavement  and  the  entire  thickness  and  height  of  the  integral  curb 
3  latter  is  specified.    Longitudinal  joints  along  the  curb,  where  a 


Art.  15    Specifications  for  Mixed  Cement-Concrete  Pavements    1195 


curb  is  specified,  shall,  at  the  discretion  of  the  engineer,  he  formed  la  the  same  manner 
as  transverse  joints  or  constructed  by  filling  with  bitumen  as  before  specified. 

"Integral  Curb.  Construction.  An  integral  curb  shall  be  constructed,  as  shown 
on  the  attached  drawings,  to  the  established  grade  and  in  a  continuous  line  on  each 
side  of  the  street feet  from  and  parallel  with  the  center  line  there- 
of, except  at  all  intersections  of  streets,  alleys  and  driveways  where  it  shall  be  returned 
to  the  street  line,  and  at  these  intersections  it  shall  be  rounded  to  such  a  radius  as  the 
engineer  may  direct.  The  concrete  for  integral  curbs  shall  be  of  the  same  materials 
and  proportions  as  that  required  for  the  pavement.  After  striking  off  the  pavement, 
the  concrete  for  that  portion  of  the  integral  curbs  above  the  gutter  line  shall  be  im- 
mediately deposited.  The  top  and  inside  surface  of  integral  curbs  shall  be  given  a 
smooth  finish  and  completed  with  the  pavement  to  the  point  of  stopping  each  day's 
work." 

"Note:    Above  paragraph  to  be  omitted  if  separate  curb  is  specified." 

Am.  Concrete  Inst.  1917  Specifications  for  Two-Course  Cement-Concrete 
Pavement  for  Streets.  Note:  All  essentials  of  the  specifications  for  One- 
Course  Cement-Concrete  Pavement  for  Streets,  except  those  having  the 
same  titles  as  sections  hereinafter  given,  form  a  part  of  these  specifications. 

Aggregates.  The  same  as  for  One-Course  Cement-Concrete  Pavement  for 
Streets  and,  in  addition,  as  follows: 

"No.  1  Aggregate  for  Wearing  Course:  No.  1  aggregate  for  the  wearing  course 
shall  consist  of  clean,  hard,  tough,  durable  crushed  rock  or  pebbles,  free  from  vegetable 
matter,  and  shall  contain  no  soft,  flat  or  elongated  particles.  It  shall  pass,  when  dry, 
a  screen  having  H~m  openings  and  not  more  than  10%  shall  pass  a  screen  having 
££4n  openings. 

"No.  2  Aggregate  for  Wearing  Course:  No.  2  aggregate  for  the  wearing  course 
shall  consist  of  clean,  hard,  tough,  durable  crushed  rock  or  pebbles  graded  in  size,  free 
from  vegetable  or  other  deleterious  matter,  and  shall  contain  no  soft,  flat  or  elongated 
particles.  The  size  of  No.  2  coarse  aggregate  shall  be  such  ss  to  pass  a  1-in  round 
opening  and  shall  range  from  1-in  down,  not  more  than  5%  passing  a  screen  having 
4-meahea  per  lin  in  and  no  intermediate  sizes  shall  be  removed. 

Pavement  Section.  Width,  thickness  of  concrete  and  crown.  Essentially 
the  same  as  for  One-Course  Cement-Concrete  Pavement  for  Streets  and,  in  addition, 
as  follows: 

"  Note:  The  thickness  of  the  concrete  base  at  the  sides  shall  be  not  less  than  5  in 
and  at  the  center  not  less  than  2  in  more  than  the  thickness  at  the  sides.  The  thick- 
ness of  the  wearing  course  shall  be  not  less  than  2  in. 

"Measuring  Materials  and  Mixing  Concrete.  Consistency.  The  materials  for 
the  pavement  shall  be  mixed  with  only  sufficient  water  to  produce  a  concrete  which 
will  hold  its  shape  when  struck  off  with  a  template.  The  consistency  shall  not  be 
such  as  to  cause  a  separation  of  the  mortar  from  the  aggregate  in  handling. 

"Cement  Required.  A  cubic  yard  of  concrete  base  in  place  shall  contain  not  less 
than  1.4  barrels  of  cement.  A  cubic  yard  of  No.  1  Mix  Wearing  Course  in  place  shall 
contain  not  less  than  2.97  barrels  of  cement,  and  a  cubic  yard  of  No.  2  Mix  Wearing 
Course  in  place  shall  contain  not  less  than  2.1  barrels  of  cement.  The  engineer  shall 
compare  the  calculated  amount  of  cement  required  according  to  these  specifications 
and  plans  attached  hereto  with  the  amounts  actually  used  in  each  section  of  concrete, 
including  integral  curbs  when  used,  between  successive  transverse  joints,  as  deter- 
mined by  actual  count  of  the  number  of  sacks  of  cement  used  in  each  section.  If  the 
amount  of  cement  used  in  any  three  adjacent  sections,  between  transverse  joints,  is 
less  by  more  than  2%,  or  if  the  amount  of  cement  used  in  any  one  section  is  less  by 
more  than  6%  of  the  amount  hereinbefore  required,  the  contractor  shall  remove  all 
such  sections  and  replace  the  same  with  new  materials,  according  to  these  specifica- 
tions, at  his  expense. 

"Concrete  for  Base.  Proportions.  The  concrete  shall  be  mixed  in  the  propor- 
tions of  1  sack  of  Portland  cement  to  not  more  than  2}£  cu  ft  of  fine  aggregate,  and 
not  more  than  4  cu  f t  of  coarse  aggregate,  and  in  no  case  shall  the  volume  of  the  fine 
aggregate  be  less  than  one-half  the  volume  of  the  coarse  aggregate. 

Placing  Concrete.  Essentially  the  same  as  for  One-Course  Cement-Concrete 
Pavement  for  Streets  and,  in  addition,  as  follows:    "The  concrete  shall  be  brought  to 
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an  even  surface,  the  thickness  of  the  wearing  course  below  the  established  grade  of 
the  pavement.  If  dirt,  sand  or  dust  collects  on  the  base  it  shall  be  removed  before 
the  wearing  course  is  applied.  The  reinforcing  metal  shall  be  placed  upon  and  slightly 
pressed  into  the  concrete  base  immediately  after  it  is  placed. 

"Concrete  for  Wearing  Course.  Proportions  for  Mixture  no.  1*.  The  concrete 
for  the  wearing  course  shall  be  mixed  in  the  manner  hereinbefore  specified  in  the  pro- 
portions of  1  sack  of  Portland  cement  to  not  more  than  1  cu  f  t  of  fine  aggregate!; 
and  not  more  than  1H  cu  ft  of  No.  1.  Aggregate  for  Wearing  Course  and  in  no  ease 
shall  the  volume  of  the  fine  aggregate  be  less  than  one-half  the  volume  of  the  No.  1 
Aggregate  for  Wearing  Course. 

"Proportions  for  Mixture  No.  2.*  The  concrete  for  the  wearing  course  shall  be 
mixed  in  the  manner  hereinbefore  specified  in  the  proportions  of  1  sack  of  Portland  cement 
to  not  more  than  1 H  cu  f  t  of  fine  aggregate  and  not  more  than  2H  cu  f  t  of  No.  2.  Aggre- 
gate for  Wearing  Course  hereinbefore  specified,  and  in  no  case  shall  the  volume  of  the 
fine  aggregate  be  less  than  one-half  the  volume  of  No.  2  Aggregate  for  Wearing  Course. 

"Placing.  The  wearing  course  shall  be  placed  immediately  after  mixing  and* in 
no  case  shall  more  than  45  min  elapse  between  the  time  that  the  concrete  for  the  base 
has  been  mixed  and  the  time  the  wearing  course  is  placed. 

Integral  Curb.  Essentially  the  same  as  for  One-Course  Cement-Concrete  Pavement 
for  Streets  and,  in  addition,  as  follows:  "The  concrete  for  that  portion  of  the  integral 
curbs  above  the  base  shall  be  of  the  same  materials  and  proportions  as  that  specified 
for  the  wearing  course." 

Am.  Concrete  Inst.  1917  Specifications  for  One-Course  Cement-Concrete 
Pavement  for  Alleys.  Note:  All  essentials  of  the  specifications  for  One- 
Course  Cement-Concrete  Pavement  for  Streets,  except  those  having  the 
same  titles  as  sections  hereinafter  given,  form  a  part  of  these  specifications. 

"Forms.  Materials.  Metal  or  wooden  forms  shall  be  free  from  warp,  of  sufficient 
strength  to  resist  springing  out  of  shape,  and  shall  be  equal  in  width  to  the  thickness 
of  the  pavement  at  the  edges.  Wooden  forms  shall  be  of  not  less  than  2-in  stock. 
Where  the  pavement  is  laid  adjacent  to  buildings,  fences  or  other  structures,  the  side 
forms  may  be  omitted  at  the  direction  of  the  engineer,  but  a  joint  must  be  constructed 
as  hereinafter  specified,  between  the  pavement  and  such  structure. 

"Pavement  Section.    Width,  Thickness  op  Pavement  and  Cross-Section.    The 

width  of  the  pavement  shall  be feet  inches,  and  not  less  than  6  m 

uniform  thickness.  In  cross-section  the  finished  surface  shall  have  a  uniform  pitch 
toward  the  center  line,  except  that  the  center  12  in  shall  be  rounded  to  the  arc  «f  a 
circle  which  is  tangent  to  the  surface  of  the  concrete  at  points  6  in  on  each  side  of  the 
center  line,  as  shown  in  the  plans  attached  hereto.  The  dish  shall  not  exceed  l/» 
of  the  width  of  the  pavement." 

Am.  Soc.  Mun.  Imp.  1917  Specifications  for  s  One-Course  Pavementf  are 
as  follows: 

"Materials.    Cement.    The  cement  shall  meet  the  requirements  of  the  Standard. 
Specifications  for  Portland  Cement,  adopted  by  the  Am.  Soc  Test.  Mat.,  August  IS. 
1909,  with  all  subsequent  amendments  and  additions  thereto  adopted  by  said  Society. 

"Fine  Aggregate.  Sand.  Fine  aggregate  shall  consist  of  natural  sand  or  screen- 
ings from  hard,  tough,  durable  crushed  rock  or  gravel,  consisting  of  quartzite  grains 
or  other  equally  hard  material  graded  from  fine  to  coarse,  with  the  coarse  particles 
predominating.  Fine  aggregate,  when  dry,  shall  pass  a  sieve  having  4  meshes  per 
lin  in;  not  more  than  25 '3  shall  pass  a  sieve  having  60  meshes  per  Kn  in,  and  not  more 
than  5%  shall  pass  a  sieve  having  100  meshes  per  lin  in.  Fine  aggregate  shall  not 
contain  vegetable  or  other  deleterious  matter  nor  more  than  3%  of  clay  or  loam, 
Fine  aggregate  shall  be  of  such  quality  that  mortar  composed  of  1  part  Portland  cement 
and  3  parts  of  fine  aggregate,  by  weight,  when  made  into  briquettes,  shall  show  a  tensile 


"♦Note:  When  Mixture  No.  1  is  specified,  specifications  for  Mixture  No.  2  should  be 
omitted,  and  vice  versa. 

"tSpecifications  regarding  both  joints  and  reinforcement  are  purposely  omitted  from 
ttiMf*  specifications,  in  order  that  the  freest  opportunity  may  be  afforded  for  their 
"^  in  any  particular  case,  according  to  the  opinions  of  the  engine***,  ixx  cjhsige, 
>t  upon  local  conditions. 
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strength,  at  7  and  28  days,  at  least  equal  to  the  strength  of  briquettes  composed  of 
1  part  of  the  same  cement  and  8  parts  standard  Ottawa  sand  by  weight.  The  per- 
centage of  water  used  in  making  the  briquettes  of  cement  and  fine  aggregate  shall  be 
such  as  to  produce  a  mortar  of  the  same  consistency  as  that  of  the  Ottawa  sand  briquettes 
of  standard  consistency.  In  other  respects,  all  tests  shall  be  made  in  accordance  with  the 
prevailing  Report  of  the  Committee  on  Uniform  Tests  of  Cement  of  the  Am.  Soc  C.  E. 

"  Coabsb  Aggregate  shall  consist  of  clean,  tough,  crushed  rock  or  pebbles,  or  slag 
of  approved  quality  in  graded  sizes,  free  from  vegetable  or  other  deleterious  matter  and 
containing  no  soft,  flat  or  elongated  particles.  The  rises  of  the  coarse  aggregate  shall  be 
such  as  to  pass  a  lH-in  round  opening,  and  shall  range  from  1H  in  down,  not  more 
than  6%  passing  a  Ji-in  round  opening,  and  with  no  intermediate  rises  removed. 

"Proportions.  All  proportions  of  cement,  fine  aggregate  and  coarse  aggregate 
shall  be  determined  on  the  basis  of  volumetric  analysis,  with  a  view  to  obtaining  a 
uniform  density  for  the  resulting  concrete.  Voids  in  the  fine  aggregate  shall  be  de- 
termined by  saturation  and  not  less  than  20%  more  cement  shall  be  employed  than  the 
volume  of  voids  thus  determined;  in  no  case  shall  the  proportions  of  cement  and  fine 
aggregate  be  leaner  than  1: 2.  The  voids  in  the  coarse  aggregate  shall  be  determined 
by  saturation  and  not  less  than  20%  more  mortar  shall  be  employed  than  the  volume 
of  voids  thus  determined. 

"Water  shall  be  clean,  free  from  oil,  acid,  alkali,  vegetable  matter  and  other  delete- 
rious substances. 

"  Subgrade.  Construction.  The  bottom  of  the  excavation  or  the  top  of  the  fill 
when  completed  shall  be  known  as  the  subgrade  and  shall  be  at  all  places  true  to  the 
elevation  as  shown  on  the  plans  attached  hereto.  The  subgrade  shall  be  brought  to  a 
firm,  unyielding  surface  by  rolling  the  entire  area  with  a  self-propelled  roller  weighing 
not  less  than  5  tons,  and  all  portions  of  the  surface  of  the  subgrade,  which  are  inacces- 
sible to  the  roller,  shall  be  thoroly  tamped  with  a  hand  tamp  weighing  not  less  than 
60  lb,  the  face  of  which  shall  not  exceed  100  sq  in  in  area.  All  soft,  spongy,  or  yielding 
spots  and  all  vegetable  or  other  perishable  matter  shall  be  entirely  removed  and  the 
space  refilled  with  suitable  material.  When  considered  necessary  or  of  assistance 
in  producing  a  compact,  solid  surface,  the  subgrade  before  being  rolled  shall  be  well 
sprinkled  with  water.  When  the  concrete  pavement  is  to  be  constructed  over  an  old 
pavement  composed  of  gravel  or  macadam,  the  latter  shall  be  entirely  loosened  and 
the  material  spread  for  the  full  width  of  the  pavement  and  rolled.  All  interstices 
shall  be  filled  with  fine  material  and  rolled  to  make  a  dense,  tight  surface. 

"Acceptance.  No  concrete  shall  be  deposited  until  the  subgrade  is  checked  and 
accepted  by  the  engineer. 

"Forms.  Materials.  Where  forms  are  required,  they  shall  be  free  from  warp, 
of  sufficient  strength  to  resist  springing  out  of  shape.  Wooden  forms  shall  be  of  not 
less  than  2-inch  stock. 

"Setting.  The  forms  shall  be  well  staked  or  otherwise  held  to  the  established 
line  and  grades.  Where  the  curb  is  to  be  constructed  integrally  with  the  pavement, 
the  upper  edge  of  the  side  forms  shall  conform  to  the  top  of  the  curb. 

"Treatment.  All  mortar  and  dirt  shall  be  removed  from  the  forms  that  have 
previously  been  used.  Precautions  shall  be  taken  to  prevent  leaks  thru  side  forms  that 
would  allow  the  cement  or  mortar  to  be  carried  out  of  the  coarser  aggregate  along  the 
edges  of  the  roadway. 

"Measuring  Materials  and  Mixing  Concrete.  Measuring  Materials.  The 
method  of  measuring  the  materials  for  the  concrete,  including  water,  shall  be  one  which 
will  insure  separate  and  uniform  proportions  of  each  of  the  materials  at  all  times. 
A  bag  of  Portland  cement,  94  lb  net,  shall  be  considered  1  cu  ft. 

"  Mixing.  The  materials  shall  be  mixed  in  a  batch  mixer  of  approved  type  and  mixing 
shall  continue  after  all  materials  are  in  the  drum  for  at  least  1  min  at  a  minimum  speed 
of  12  rev  per  min.  The  drum  shall  be  completely  emptied  before  receiving  materials 
for  successive  batches. 

"  Rbtempering  of  mortar  or  concrete  which  has  partially  hardened,  that  is,  remixing 
with  or  without  additional  materials  or  water,  shall  not  be  permitted. 

"Placing  Concrete.  Immediately  prior  to  placing  the  concrete,  the  subgrade  shall 
be  brought  to  an  even  surface.  The  surface  of  the  subgrade  shall  be  thoroly  wetted. 
After  mixing,  the  concrete  shall  be  deposited  rapidly  upon  the  subgrade  to  the  re- 
quired depth  and  for  the  entire  width  of  the  pavement  in  successive  batches  and  in  a 
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continuous  operation  without  the  use  of  intermediate  forme  or  bulkheads 
pension  joints.    In  case  of  a  breakdown,  concrete  shall  be  mixed  by  hand  to 
the  section  or  an  intermediate  transverse  joint  placed  at  the  point  of  stopping 
Any  concrete  in  excess  of  that  needed  to  complete  a  section  at  the  stopping  of 
shall  not  be  used  in  the  work. 

"Finishing.  The  surface  of  the  concrete  shall  be  struck  off  for  the  entire 
of  the  pavement  and  from  back  to  back  of  integral  curbs  when  used,  by 
a  template  or  strike-board.  Any  holes  left  by  removing  any  material  or 
used  in  constructing;  the  joint  shall  be  immediately  filled  with  mortar 
1  part  cement  and  2  parts  of  fine  aggregate.  Concrete  adjoining  metal 
plates  of  transverse  joints  shall  be  dense  in  character  and  shall  be  given  a  smooth 
with  a  steel  trowel  for  a  distance  of  6  in  on  each  side  of  the  joints.  After  being  brought 
to  the  established  grade  with  the  template  or  strike-board,  the  concrete  shall  be  #w«»Jiirf 
from  a  suitable  bridge,  no  part  of  which  shall  come  in  contact  with  the  concrete*.  If 
approved  by  the  engineer,  the  contractor  may  use  a  mechanical  striking  and  finishing 
machine.  The  concrete  shall  be  finished  with  a  wood  float  in  a  manner  to  thoroly  < 
pact  it  and  produce  a  surface  free  from  depressions  or  inequalities  of  any  kind, 
finished  surface  of  the  pavement  shall  not  vary  more  than  )i  in  from  the  true 

"Protection.    Excepting  as   hereinafter  specified,   the  surface   of  the 
shall  be  sprayed  with  water  as  soon  as  the  concrete  is  sufficiently  hardened  to  prevent 
pitting,  and  shall  be  kept  wet  until  an  earth  or  other  approved  covering  is  placed. 
As  soon  as  it  can  be  done  without  damaging  the  concrete,  the  surface  of  the  pavement 
shall  be  covered  with  not  less  than  2  in  of  earth  or  other  material  approved  by  the 
engineer,  which  cover  shall  be  kept  wet  for  at  least  10  days.    When  deemed 
or  advisable  by  the  engineer,  freshly  laid  concrete  shall  be  protected  by  the 
until  such  covering  can  be  placed.    Under  the  most  favorable  conditions  for 
in  hot  weather,  the  pavement  shall  be  closed  to  traffic  for  at  least  14  days  and  sa 
cool  weather  for  an  additional  time,  to  be  determined  by  the  engineer.    At  the 
of  the  year  when  the  average  temperature  is  below  10°  C  (50°  F),  sprinkling  and 
ering  of  the  pavement  may  be  omitted  at  the  direction  of  the  engineer.     The  con- 
tractor shall  erect  and  maintain  suitable  barriers  to  protect  the  concrete  from  traffic 
and  any  part  of  the  pavement  damaged  from  traffic  or  other  causes,  occurring  prior  to 
its  official  acceptance,  shall  be  required  or  replaced  by  the  contractor  at  his  expense, 
in  a  manner  satisfactory  to  the  engineer.     Before  the  pavement  is  thrown  open  to 
traffic  the  covering  shall  be  removed  and  disposed  of  as  directed  by  the  engineer. 

"  Temperatures  below  2°  C  (35°  F) .  Concrete  shall  not  be  mixed  or  deposited  when 
the  temperature  is  below  freezing.  If  at  any  time  during  the  progress  of  the  work  the 
temperature  is,  or  in  the  the  opinion  of  the  engineer  will,  within  24  hr  drop  to  2°  C  (S6*F), 
the  water  and  aggregates  shall  be  heated,  and  precautions  taken  to  protect  the  work 
from  freezing  for  at  least  10  days.  In  no  case  shall  concrete  be  deposited  upon  a  frozen 
subgrade." 

Am.  Soc  Man.  Imp.  1917  Specifications  for  Two-Course  Cement-Concrete 
Pavement.  Note:  All  essentials  of  the  specifications  for  One-Course 
Cement-Concrete  Pavement,  except  those  having  the  same  titles  as  sec- 
tions hereinafter  given,  form  a  part  of  these  specifications. 

"  Materials.  No.  1  Coarse  Aggregate  for  the  Wearing  Course  shall  consist  of  that 
portion  of  the  coarse  aggregate,  which,  when  dry,  will  pass  a  H-ui  round  opening  and 
contain  not  more  than  10%  of  the  fine  material  which  will  pass  a  &-4n  round  opening. 

"  No.  2  Coarse  Aggregate  for  the  Wearing  Course  shall  consist  of  that  portion  of  the 
coarse  aggregate,  which  will  pass  a  1-in  round  opening,  ranging  in  size  from  1  in  dowa 
and  containing  not  more  than  5%  of  fine  material  that  will  pass  a  3^ -in  round  opening, 
and  with  no  intermediate  sizes  removed. 

"Proportions.  All  proportions  of  cement,  fine  aggregate  and  coarse  aggregate  shall 
be  determined  on  the  basis  of  volumetric  analysis  with  a  view  to  obtaining  a  uniform 
density  for  the  resulting  concrete. 

"  Bass.    The  voids  in  the  fine  aggregate  shall  be  determined  by  saturation  and  not 

less  than  10%  more  cement  shall  be  employed  than  the  volume  of  voids  thus  determined; 

in  no  case  shall  the  proportions  of  the  cement  and  fine  aggregate  be  leaner  than  1 :  1H- 

tv»«  voids  in  the  coarse  aggregate  shall  be  determined  by  saturation  and  not  Jess  than 

re  mortar  shall  be  employed  than  the  volume  of  voids  thus  determined. 
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euno  Surface.  The  coarse  aggregate  in  the  wearing  surface  shall  be  No.  1 
as  specified  above.  The  voids  in  the  fine  aggregate  shall  be  determined  by 
n  and  not  less  than  20%  more  cement  shall  be  employed  than  the  volume  of  voids 
rmined;  in  no  case  shall  the  proportion  of  cement  to  fine  aggregate  be  leaner  than 
ie  voids  in  the  coarse  aggregate  shall  be  determined  by  saturation  and  not  less 
rc  more  mortar  shall  be  employed  than  the  volume  of  voids  thus  determined. 
g  Concrete  for  Base.  Essentially  the  same  as  the  section  on  Placing  Con- 
apecificationa  for  One-Course  Cement-Concrete  Pavement  and,  in  addition, 
v:  "The  concrete  shall  be  brought  to  an  even  surface,  the  thickness  of  the 
course,  below  the  established  grade  of  the  pavement.  Workmen  shall  not  be 
to  walk  on  the  freshly  laid  concrete,  and  if  sand  or  dust  collects  on  the  base, 
ie  removed  before  the  wearing  course  is  applied.  The  reinforcing  metal  shall  be 
pon  and  slightly  pressed  into  the  concrete  base  immediately  after  it  is  placed, 
xete  for  the  Wearing  Course.  Mixture  No.  1.  The  concrete  for  the  wearing 
lall  be  mixed  in  the  manner  and  of  the  proportions  hereinbefore  described,  using 
joarse  aggregate  No.  1  aggregate  for  the  wearing  course  hereinbefore  specified. 
ruRB  No.  2.  The  concrete  for  the  wearing  course  shall  be  mixed  in  the  manner 
he  proportions  hereinbefore  described,  using  for  the  coarse  aggregate  No.  2 
■jb  for  the  wearing  course,  herein  specified. 

XNG.  The  wearing  course  shall  be  placed  immediately  after  mixing,  and  In 
shall  more  than  45  min  elapse  between  the  time  that  the  concrete  for  the  base 
i  mixed  and  the  time  the  wearing  course  is  placed." 


16.    Construction  Cost  Data 

Cost  depends  so  much  on  local  conditions  that  a  bald  statement  in 
is  apt  to  be  entirely  misleading  unless  the  conditions  are  well  under- 
>r  a  further  statement  of  them  is  comprehensively  made.  The  cost  of 
rete  foundation,  even  of  a  thickness  as  low  as  4  in  is  scarcely  ever  less 
)  cents  per  sq  yd,  and  the  cost  of  a  con-  T  ,  V._A  e  Cortof  One- 
>adway  could  therefore  not  be  less  than  rrt„„  r  __  _"JL  !>„«--«. 
jure.  On  the  other  hand,  a  concrete  ^ourse  Concrete  lament 
ly  might  cost,  under  unfavorable  but  jjgl*.  .  _  ^  |?  Jg 
e  conditions,  as  high  as  $2  per  sq  yd.  Arkansas.'. '.'.'.'.'.'.'.'.'.'.'.'.'.'.  o!90 
Report  of  Com.  XII,  1914  Nat.  Conf .    California 1 .17 

*e  Road  Building  included  the  follow-  gSSS&ui:  .'.V             .' .'  lJI 

3ee  also  (60m).  Delaware 1  !61 

10  numerous  inquiries  were  sent  out  by  your  Idaho 1 .09 

ttee  for  information,  there  has  not  been  re-  J^jj}0*8 J  •££ 

is  yet  any  large  amount  of  cost  data  except  t??-"1* IU. 

ie  Mich.  State  Dept.,  Wayne  County,  and  Kansas  ...  1 .08 

Highway  Dept.    The  Committee  has  there-  Maine .... ".  1  !48 

nfined  itself  to  averaging  the  cost  of  work  Maryland. . .  1.21 

d  in  the  different  States,  confining  the  com-  Massachusetts 1 .29 

to  the  one-course  construction.     These  Michigan 1 .27 

^presented  herewith  in  Table  V.  Miss^S 117 

ere  are  also  presented  four  diagrams:     (1)  Montana . ." .'.                      '.  1 ".  88 

g   the  distribution  of  cost  data  on  concrete  Nebraska ...  1  !40 

built  1909-1912,  as  reported  by  the  State  New  Jersey. ............  1 .12 

ay  Dept.  of  Mich.;  (2)  is  a  similar  diagram  North  Dakota 1 .26 

Bd  from  cost  data  reported  on  the  concrete  Q$\°: i '  2? 

ork  done  in  Wayne  County,  Mich.,  in  1912  8Sj0^ma 139 

18;  (3)  is  a  similar  diagram  for  the  work  done  pSnsyivania l!l« 

S-1918  by  the  I1L  Highway  Comm.;  (4)  is  the  Tennessee. ..."'.!!.'!!!!!!!  1 .20 

e  of  all  the  data  from  which  the  first  three  Washington. 1 .81 

ms  were  made,  taking  due  account  of  the  rela-  West  Virginia 1 .82 

nount  of  work  done  in  each  instance."    The  Wisconsin 1.06 

ation  in  the  diagrams  referred  to  in  the  Com-  Average  Total $1-24 

's  report  is  given  in  tabular  form  below:               Weighted  Total  Average  $1 .19 
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Table  VI. 


-Showing  Division  of  Total  Costs  per  Square  Yard  of 
One-Course  Cement-Concrete  Roadways 


Item 

A 

Average  of 
7  Pavements 
in  Michigan. 
Built  1909-12 
from  Report 

by  Rogers 

B 

Average  of 

8  Sections 

Wayne  Co., 

Michigan, 

Built 

1912-13 

C 

Construction 
by  Illinois 
Highway 

Commission 
1912-13 

Weighted 

Mean  of 

Columns 

A,  B  andC 

Labor 

Mixing  and  placing. . . 
Unloading  and  hauling 
Shaping  and  trimming 
Superintendence    and 

48.0% 

29.0% 
22.7 

•  •  •  • 

6.3 

46.0% 

27.0% 
19.9 

•  •  •  • 

7.1 

11.6% 
18.1 
6.8 

7.0 

Total 

88.6% 

25.2% 
81.7 

2.3 

2.3 

4**% 

27.7% 

Cement 

21.6 

Expansion  joints 

[6.4 

Total 

67.0% 

64.0% 

61.5% 

55.7*1 

100.0% 

100.0% 

100.0% 

100.0^ 

It  should  be  noted  that  in  the  cost  figures  given  no  statement  is  made  as  to  just 
what  the  figures  include,  that  is,  whether  costs  per  square  yard  cover  simply  the  for* 
nishing,  mixing  and  placing  of  the  concrete  itself,  or  whether  they  also  cover  the  ima- 
dental  work  of  preparing  the  subgrade,  finally  trimming  up  the  shoulders,  the  overhead 
charges,  etc.  Further  in  applying  to  estimates  the  information  given  by  the  percentage 
table,  it  should  be  remembered  that  these  percentages  have  been  obtained  from  figures 
of  cost  not  varying  widely  from  an  average  figure  and  that  the  division  into  percentages 
of  total  cost  might  be  materially  altered  where  it  could  reasonably  be  expected  that 
the  total  figure  would  for  any  reason  vary  greatly  from  the  average  on  which  those 
given  are  based.  Further  information  as  to  costs  reported  may  be  had  by  reference 
to  (17),  (22),  (26a),  (28a),  (32),  (38)  and  (52a).  For  a  discussion  of  the  problems 
of  estimating  costs,  see  (60t). 

Cost  Analysis  of  Two-Course  Pavement  (22).  "The  following  detailed  cast 
analysis  is  for  a  1:1^:3  concrete  slab  6  in  thick  with  a  No.  29  American  wire  reinforce- 
ment placed  2  in  from  the  top  of  the  pavement.  Transverse  expansion  joints  wen 
located  at  33-ft  intervals,  and  a  longitudinal  joint  was  placed  along  the  middle  of  the 
48-ft  street  between  the  8-ft  parkings.  A  %-in  felt  strip  was  placed  between  the 
plates  and  in  the  joints  without  plates  along  the  gutters.  Weather  conditions 
on  the  whole,  favorable.  The  average  rate  of  progress  maintained  while  working 
720  sq  yd  per  day  of  8  hr.  Including  delays  by  rain  and  repairs,  the  average  rate  for 
the  entire  period  was  only  600  sq  yd  per  day.  Deposition  of  864  sq  yd  was  the 
largest  day's  work.  Labor  for  mixing  and  placing  concrete  cost  per  sq  yd  —  79.75  ■*- 
720  =  $0,111.  Plowing  with  steam  roller  in  well  compacted  road  cost  1  cent  per 
sq  yd  for  each  time  over.  Two  or  three  times  over  was  the  rule.  Rough  grading 
cost  18  cents  per  sq  yd,  exclusive  of  plowing.  Fine  grading  cost  3  cents  per  aq  yd. 
Rolling  with  10-ton  roller  cost  0.3  cent  per  sq  yd. 

Table  VII. — Cost  Analysis  6-in  Pavement  per  Square  Yard 

Materials 

Cement,  0.32  bbl  at  $1.20,  f.  o.  b.  cars $0,384 

Sand,  0.080  cu  yd  at  $1.10,  delivered 0.088 

Stone,  0.14  cu  yd  at  $1.21,  f.  o.  b.  cars 0 .  169 

Wire  reinforcement  at  $0.76  per  100  sq  ft 0.070 

Joint  material  at  $0.15  per  lin  ft 0.060 

al  materials $0 .761 
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The  Specifications  for  the  Hssssm  Pavement,  as  recommended  by  the  Board  of 
Consulting  Engineers  to  the  N.  Y.  Highway  Comm.  in  1918,  are  as  follows: 

"Hassam  compressed  concrete  pavement  shall  consist  of  a  layer  of  No.  4  atone, 
atone  passing  screens  having  openings  between  2K  and  8K  in  in  diameter,  spread 
evenly  to  the  required  depth  to  conform  to  the  established  lines,  grades  and  cross- 
sections,  after  rolling.  This  stone  shall  be  thoroly  compacted  with  a  10-ton  roller 
until  the  voids  are  reduced  to  a  minimum.  The  voids  shall  be  filled  with  a  1:1  grout. 
The  roUing  shall  be  continued  during  the  process  of  grouting.  The  grout  shall  be 
mixed  in  a  Hsssam  grout  mixer.  A  thin  layer  of  dustless  No.  1  broken  stone  or  fine 
aggregate  shall  be  spread  over  the  entire  surface  and  rolled  until  the  grout  flushes 
to  the  surface.    Approved  expansion  joints  shall  be  provided  where  required." 

Criticism  of  the  Above  would  seem  to  be  fairly  made  by  saying  that  they  are  too 
brief  and  not  sufficiently  comprehensive  as  to  many  important  details.  For  instance, 
after  the  stone  are  spread,  if  they  are  thoroly  harrowed  before  rolling,  the  uniformity 
in  character  of  the  surface  will  be  much  improved  and  consequently  the  uniformity 
of  grouting.  Then  after  rolling,  if  any  pockets  of  broken  pieces  can  be  found,  removed 
and  replaced  with  fresh  stone  similar  to  those  adjacent,  the  improvement  in  the  result! 
will  be  worth  the  effort.    See  also  Art.  12,  rolling. 

Cement-Concrete  Cubes.  In  1909,  J.  Y.  McClintock,  County  Engineer 
of  Monroe  County,  New  York,  laid  some  experimental  pavements  in  the 
effort  to  reduce  the  cost  of  suitable  roadways  in  localities  where  broken 
stone  and,  satisfactory  gravel  for  macadam  were  expensive.  A  section  of 
the  experimental  road  crust  was  composed  of  concrete  cubes  made  from 
the  local  gravel,  which  is  reported  as  soft  and  not  first-class  concrete  material. 
The  cubes  were  laid  by  hand  on  an  old  macadam  roadway  with  a  cushion 
coat  of  fine  gravel  or  sand.  They  were  then  rolled  and  the  joints  filled  with 
a  sandy  loam.  The  traffic  on  the  road  is  reported  as  heavy,  mixed  traffic. 
In  the  fall  of  the  year,  a  great  many  agricultural  engines  with  sharp  lugs 
passed  over  the  road.  The  cube  surface  is  reported  as  wearing  down 
rapidly,  after  giving  a  satisfactory  surface  with  good  footing  in  both 
wet  and  dry  weather  for  2  years,  at  the  end  of  which  time  it  disintegrated 
in  large  areas.  The  following  conclusions  have  been  drawn  from  this 
experiment. 

The  small  cube  form  of  pavement  is  flexible  under  frost  action,  and  is  therefore  a 
suitable  type  over  a  macadam  foundation  in  northern  climates.  The  edge  of  the  cube 
pavement  can  be  successfully  held  with  a  macadam  shoulder,  making  a  gradual  transi- 
tion from  the  roadway  surface  to  the  earthy  material  and  preventing  the  formation 
of  ruts  along  the  edge  of  the  pavement.  The  local  gravel  concrete  cubes  will  not  sup- 
port heavy  traffic  directly  on  their  surface.  In  1911,  McClintock  again  experimented 
with  concrete  cubes  made  from  a  fair  quality  of  gravel  obtained  from  a  pit  adjacent 
to  the  road.  The  foundation  course  was  8  in  of  local  gravel.  The  traffic  over  this 
section  is  reported  as  not  large  in  volume  but  of  heavy  units,  6-ton  trucks  using  it 
regularly.  The  surface  of  the  cube  pavements  when  completed  was  treated  with 
bituminous  materials.  At  the  end  of  1918,  the  road  surface  was  reported  in  good  con- 
dition, except  a  few  incipient  ruts  in  places  assigned  to  the  probable  failure  of  the 
foundation  under  the  truck  traffic,  and  it  is  stated  that  "the  experience  with  this  road 
indicates,  that  where  the  local  road  material  is  limited  to  a  good  gravel,  and  where  it 
»  considered  good  policy  to  spend  the  road  funds  locally,  or  where  the  cubes  are  cheaper 
than  imported  stone  macadam,  the  concrete  cubes  protected  with  a  bituminous  carpet 
make  a  satisfactory  surface  under  a  light  volume  of  traffic."  It  is  further  stated  that 
"concrete  cubes  at  the  present  cost"  can  compete  economically  in  only  a  few  cases 
with  macadam. 

Oil-Cement-Concrete  Pavements.  With  an  idea  of  bringing  about  a 
reduction  in  the  dustiness  from  concrete  pavements  and  also  to  increase 
the  imperviousness  of  the  concrete,  and  hence  to  reduce  the  expansion  or 
contraction  movements  in  the  mass,  the  addition  of  oil  to  the  concrete 
mixture  has  been  proposed  and  to  some  extent  advocated.  Experiments, 
however,  have  seemed  to  prove  that  a  weakening  in  the  strength  of  the  con- 
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17.    Special  Types  of  Cement-Concrete  Pavements 

Grouted  Cement-Concrete  Pavements.  Grouting  the  aggregate  m 
place  is  one  of  the  two  general  methods  of  construction  which  may  be  aaid 
to  be  in  use.  This  method  consists  of  placing  the  broken  stone,  gravel 
or  other  coarse  aggregate  on  the  prepared  subgrade,  to  its  necessary  total 
thickness,  and  then  filling  the  voids  of  this  material  with  a  mixture  of  sand, 
Portland  cement  and  water,  called  grout.  The  concrete  built  in  this  my 
is  thus  built  in  one  course,  tho  the  aggregate  may  be  spread  and  compacted 
in  two  layers,  and  rolling  either  before  or  during  the  grouting,  or  both, 
accompanies  the  process. 

The  Hamiam  Pavement  is  a  widely  known  example  of  this  form  of  con- 
struction. Under  the  Hassam  process,  the  subgrade  is  prepared  as  for 
macadam,  the  aggregate  spread  and  rolled  as  in  the  case  of  macadam,  and 
then  instead  of  filling  the  voids  in  the  aggregate  with  screenings  or  fine 
material  by  the  aid  of  watering  and  rolling,  the  rolled  aggregate  is  grouted 
with  the  thin  mortar  referred  to,  a  light  rolling  accompanying  the  grouting. 
The  advantages  for  this  type  of  pavement  are  claimed  to  include  the  fol- 
lowing: 

1.  A  greater  degree  of  compaction  of  the  coarse  aggregate  and  a  con- 
siderable amount  of  additional  strength  in  the  completed  pavement  re- 
sulting from  the  mechanical  or  physical  interlocking,  brought  about  by 
the  rolling,  of  the  particles  of  the  aggregate. 

2.  Greater  uniformity  in  the  surface  presented  to  wear  resulting  from  the 
more  even  arrangement  of  approximately  the  same  sised  pieces  of  aggregate 
in  the  wearing  surface,  and  the  avoidance  of  pockets 'greatly  different 
in  size  of  particles  in  the  wearing  surface  of  the  aggregate.  This  is  espe- 
cially apparent  where  harrowing  precedes  the  rolling  and  after  the  latter  is 
completed  and  broken  pieces  are  removed  and  replaced. 

3.  The  distribution  under  the  roller  of  the  pieces  of  the  aggregate  in  the 
wearing  surface  so  as  to  present,  as  in  macadam,  a  flat  side  against  the  wear 
rather  than  an  edge  or  angle. 

4.  An  advantage  in  the  pavement,  so  built  of  a  greater  resistance  to 
cross-breaking  strains  and  consequently  a  greater  supporting  or  distrib- 
uting power  over  the  foundation  under  excessively  heavy  loads. 

5.  A  greater  resistance  to  the  forces  producing  expansion  and  contraction  in 
the  pavement  thru  the  greater  density  and  strength  created  in  the  pavement 
by  this  process,  and  consequently  a  less  apparent  effect  of  these  forces. 

6.  An  absence  of  the  separation  so  often  manifested  in  two-course  pave- 
ments and  exemplified  by  the  riding  of  the  upper  course  of  one  section  over 
the  surface  of  an  adjacent  section  at  an  expansion  joint. 

There  seems  to  be  good  ground  for  most,  if  not  all,  of  the  claims  above 
enumerated,  and  the  use  of  the  Hassam  pavement  seems  to  be  growing, 
in  spite  of  the  fact  that  a  royalty  of  approximately  10  cents  per  sq  yd  is 
charged  by  the  patentees  for  the  use  of  their  patent  rights.  Frequently 
this  excess  of  first  cost  is  offset  by  calling  for  a  Hassam  pavement  of  some- 
what less  thickness  than  would  be  specified  for  an  ordinary  concrete  pave- 
ment, mixed  and  then  deposited  in  place,  under  the  probably  correct  as- 
sumption that  a  Hassam  pavement  5  in  in  thickness,  is  of  equal  strength 
in  strain  supporting  or  distributing  power  to  a  6-in  pavement  of  erdinary 
mixed-concrete.  The  objections  or  difficulties  with  a  grouted  aggregate 
pavement  are  those  incidental  to  all  grouting  work  and  include  those  of 
excess  of  water,  segregation  of  mixed  grout,  and  in  getting  the  latter  properly 
into  its  place  in  the  mass. 
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Specifications  for  the  Hsssam  Pavement,  as  recommended  by  the  Board  of 
dug  Engineers  to  the  N.  Y.  Highway  Comm.  in  1918,  are  as  follows: 
nam  compressed  concrete  pavement  shall  consist  of  a  layer  of  No.  4  stone, 
taasing  screens  having  openings  between  2Jf  and  8K  In  in  diameter,  spread 
to  the  required  depth  to  conform  to  the  established  lines,  grades  and  cross- 
i,  after  rolling.  This  stone  shall  be  thoroly  compacted  with  a  10-ton  roller 
te  voids  are  reduced  to  a  minimum.  The  voids  shall  be  filled  with  a  1:1  grout. 
Ding  shall  be  continued  during  the  process  of  grouting.  The  grout  shall  be 
in  a  Hassam  grout  mixer.  A  thin  layer  of  dustless  No.  1  broken  stone  or  fine 
tte  shall  be  spread  over  the  entire  surface  and  rolled  until  the  grout  flushes 
rarface.  Approved  expansion  joints  shall  be  provided  where  required." 
cism  of  the  Above  would  seem  to  be  fairly  made  by  saying  that  they  are  too 
id  not  sufficiently  comprehensive  as  to  many  important  details.  For  instance, 
le  stone  are  spread,  if  they  are  thoroly  harrowed  before  rolling,  the  uniformity 
■acter  of  the  surface  will  be  much  improved  and  consequently  the  uniformity 
ting.  Then  after  rolling,  if  any  pockets  of  broken  pieces  can  be  found,  removed 
placed  with  fresh  stone  similar  to  those  adjacent,  the  improvement  in  the  results 
worth  the  effort.    See  also  Art.  12,  bollino. 

dent-Concrete  Cubes.  In  1909,  J.  Y.  McClintock,  County  Engineer 
>nroe  County,  New  York,  laid  some  experimental  pavements  in  the 
to  reduce  the  cost  of  suitable  roadways  in  localities  where  broken 
and,  satisfactory  gravel  for  macadam  were  expensive.  A  section  of 
xperimental  road  crust  was  composed  of  concrete  cubes  made  from 
cal  gravel,  which  is  reported  as  soft  and  not  first-class  concrete  material, 
rubes  were  laid  by  hand  on  an  old  macadam  roadway  with  a  cushion 
>f  fine  gravel  or  sand.  They  were  then  rolled  and  the  joints  filled  with 
dy  loam.  The  traffic  on  the  road  is  reported  as  heavy,  mixed  traffic 
e  fall  of  the  year,  a  great  many  agricultural  engines  with  sharp  lugs 
d  over  the  road.  The  cube  surface  is  reported  as  wearing  down 
ly,  after  giving  a  satisfactory  surface  with  good  footing  in  both 
,nd  dry  weather  for  2  years,  at  the  end  of  which  time  it  disintegrated 
rge  areas.  The  following  conclusions  have  been  drawn  from  this 
iment. 

j  small  cube  form  of  pavement  is  flexible  under  frost  action,  and  is  therefore  a 
tie  type  over  a  macadam  foundation  in  northern  climates.  The  edge  of  the  cube 
oent  can  be  successfully  held  with  a  macadam  shoulder,  making  a  gradual  tranaV 
ram  the  roadway  surface  to  the  earthy  material  and  preventing  the  formation 
s  along  the  edge  of  the  pavement.  The  local  gravel  concrete  cubes  will  not  sup- 
Mavy  traffic  directly  on  their  surface.  In  1911,  McClintock  again  experimented 
concrete  cubes  made  from  a  fair  quality  of  gravel  obtained  from  a  pit  adjacent 
e  road.  The  foundation  course  wss  8  in  of  local  graveL  The  traffic  over  tins 
in  is  reported  as  not  large  in  volume  but  of  heavy  units,  6-ton  trucks  using  it 
irly.  The  surface  of  the  cube  pavements  when  completed  was  treated  with 
ainous  materials.  At  the  end  of  1918,  the  road  surface  was  reported  in  good  con- 
i,  except  a  few  incipient  ruts  in  places  assigned  to  the  probable  failure  of  the 
lation  under  the  truck  traffic,  and  it  is  stated  that  "the  experience  with  this  road 
ates,  that  where  the  local  road  material  is  limited  to  a  good  gravel,  and  where  it 
isidered  good  policy  to  spend  the  road  funds  locally,  or  where  the  cubes  are  cheaper 
imported  stone  macadam,  the  concrete  cubes  protected  with  a  bituminous  carpet 
3  a  satisfactory  surface  under  a  light  volume  of  traffic."  It  is  further  stated  that 
terete  cubes  at  the  present  cost"  can  compete  economically  in  only  a  few  cases 
macadam. 

il-Cement-Concrete  Pavements.  With  an  idea  of  bringing  about  a 
iction  in  the  dustiness  from  concrete  pavements  and  also  to  increase 
imperviousness  of  the  concrete,  and  hence  to  reduce  the  expansion  or 
traction  movements  in  the  mass,  the  addition  of  oil  to  the  concrete 
ture  has  been  proposed  and  to  some  extent  advocated.  Experiments, 
'ever,  have  seemed  to  prove  that  a  weakening  in  the  strength  of  the  con- 
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crete  takes  place  from  the  addition  of  the  oil,  especially  in  the  earlier  part 
of  its  life,  and  that  this  weakness  is  appreciable  in  concrete  used  for  pave- 
ments without  a  protecting  carpet.  The  experiments  with  oil  concrete 
cubes  have  particularly  emphasised  this  conclusion.  It  is  agreed  thai  a 
reduction  of  the  dustiness  is  secured  by  the  use  of  the  oil,  but  it  may  also  be 
secured  by  the  use  of  the  oil  over  the  surface  of  the  pavement  instead  of 
in  the  mixture,  and  with  less  deleterious  effects  to  the  strength  of  the  con* 
crete.  Any  additional  imperviousness  of  the  concrete  by  the  admixture 
of  the  oil  is  disputed  by  various  experimenters.  Many  claim  that  the  move- 
ments of  the  mass  under  expansion  and  contraction  are  reduced,  but  this  is 
not  at  present  substantiated. 

Blome  Granitoid  Pavement.  This  pavement  is  essentially  a  two-course 
cement-concrete  pavement,  of  which  the  surface  course  is  made  and  placed 
as  follows  (25): 

"After  the  concrete  base  has  been  placed,  and  before  it  has  begun  to  set,  there  ahaD 
be  immediately  deposited  thereon  the  granitoid  blocking,  which  shall  be  1H  in  thick. 
It  will  contain  1  part  of  Portland  cement  and  1H  parts  of  dean,  crashed,  monument 
granite  or  trap  rock.  This  granite  shall  be  screened,  with  all  dust  removed  therefrom, 
utilizing  the  following  composition  of  this  material:  60%  of  the  granite  to  be  of  what 
is  known  as  >i-in  size,  30%  of  the  M-in  size  and  20%  of  the  Vie-h*  «**•  This  pro- 
portion of  sizes  is  essential,  and  must  be  kept  absolutely  accurate,  as  in  this  lies  one  of 
the  essential  requirements  to  produce  proper  results.  This  material «is  to  be  mixed  with 
the  cement  thoroly,  and  after  being  wetted  to  a  proper  consistency  and  deposited  on 
the  concrete,  shall  be  worked  into  brick  shapes  of  approximately  4%  by  9  in,  with 
rectangular  surface  similar  to  paving  blocks.  This  will  be  done  by  special  "m*V»da 
and  utilizing  grooving  apparatus  as  employed  under  the  Blome  Co.'s  patents.** 

The  Vibrolithic  Pavement  is  an  attempt  to  get  a  desirable  increase  in 
the  density  of  ordinary  mixed  concrete.  The  following  extracts  from  a 
description  of  the  so-called  Vibrolithic  process  will  explain  the  idea: 

"On  a  properly  prepared  subgrade  there  is  placed  6  in  of  concrete.  This  concrete 
is  so  proportioned,  cement  to  aggregate,  as  to  give  the  maximum  strength.  Portland 
cement  has  a  high  coefficient  of  contraction,  a  factor  to  be  avoided  in  concrete  work. 
To  add  more  cement  to  a  good  and  sufficient  mix  is  to  add  to  the  possibility  of  cracking. 
Enough  cement  must  be  used  to  secure  the  bond,  but  an  excess  will  not  answer  the 
questions  involved,  nor  will  it  increase  the  abrasive  value  of  the  surface.  A  concieta 
slab  properly  proportioned,  mixed,  watered  and  placed,  will,  by  necessity,  have  more 
or  less  of  its  surface  composed  of  unequal  amounts  of  mortar  or  of  stone.  Certaas 
small  areas  will  be  composed  entirely  of  mortar,  others  of  more  stone.  The  wearing 
quality  of  the  stone  will  vary  from  that  of  the  mortar,  thus  producing  an  irregular 
wearing  surface.  To  overcome  this  inherent  defect  in  ordinary  concrete,  Vibrolithic 
specifications  provide  the  following  solution: 

"  Immediately  upon  placing,  raking  and  smoothing  to  a  true  grade,  there  is  spread 
upon  the  surface  of  the  concrete,  a  coating  of  trap  rock,  sufficient  to  completely  load 
the  top  inch  or  two  of  the  mass.  Narrow,  flexible  platforms  are  placed  upon  the  stone 
and  a  vibrator  is  rolled  over  the  platforms,  until  their  bottom  edges  are  brought  to  a 
true  grade,  and  the  surfacing  stones  perfectly  imbedded  in  the  slab.  In  this  way  the 
vibrator  performs  a  double  function,  that  of  imbedding  the  stone,  while  denaifymg  the 
mass. 

"  Vibrations  are  the  most  effective  agents  in  compacting  masses  made  up  of  members  of 
angular  form;  for  example,  a  barrel  of  tacks  can  not  be  compressed  into  a  smaller  vol- 
ume, but  a  great  reduction  can  be  brought  about  by  shaking,  trembling,  or  vibrating 
the  barrel.  The  same  action  will  occur  if  the  barrel  contains  an  angular  aggregate  such 
as  is  used  in  concrete  formations.  This  density  is  the  most  important  requirement  in 
placing  concrete;  first,  to  obtain  a  positive  bearing  of  solid  upon  solid,  and  second,  to 
assist  chemical  action  and  efficiency  by  getting  the  particles  to  be  bound  so  closely 
related  that  crystal  and  colloidal  bonds  may  be  effective.  It  will  be  understood  that 
tb°  "Mi  that  bind,  in  concrete,  are  too  small  to  be  seen  by  the  naked  eye,  hence  the  im- 
nd  value  of  density." 
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18.    Bituminous  Carpets 

us  kinds  of  carpets  may  be  applied  to  concrete  as  well  as  to  other 
nts,  and  varying  thicknesses  may  be  employed  to  meet  any  peculiar 
ms.  Bearing  in  mind  that  a  carpet  is  a  layer  of  appreciable  thickness, 
r  reference  that  may  be  needed  to  the  thin  applications  which  are  in 
are  of  varnishes,  and  similar  in  their  action  and  effect  to  the  use  of 
as  on  wooden  floors  for  instance,  is  the  caution  to  secure  in  using 
ich  materials  and  methods  of  application  as  will  result  in  a  good 
►etween  the  thin  application  of  varnish  and  the  concrete  to  which 
died,  and  such  quality  of  material  as  will  give  the  most  lasting  results, 
ck  an  application  of  this  character  should  not  be  attempted  because 
thorter  life  to  the  coating  thus  usually  secured.     The  cohesive  qual- 

such  a  varnished  coat  are  usually  much  greater  than  its  adhesion 
concrete,  and  consequently  if  a  thick  coat  is  attempted,  its  separation 
ae  concrete  is  almost  inevitable  and  it  peels  off  under  traffic,  or 
into  irregular  waves  which  become  more  and  more  apparent  and 
enable  as  traffic  continues  on  the  road. 

Desirable  Characteristics  of  This  Carpet,  both  as  to  composition 
lickness,  depend  largely  on  local  conditions,  but  certain  general 
les  may  be  laid  down.  In  the  first  place,  the  bituminous  material 
ave  sufficient  adhesive  qualities  and  its  application  must  be  so  made 
scure  such  an  adhesion  of  the  carpet  to  the  concrete  as  will  enable  the 

to  perform  its  duties  to  the  best  of  its  ability.  Sticky  bituminous 
il  is  a  prime  necessity  for  a  successful  carpet  and  equally  necessary, 
;r  that  the  adhesive  qualities  of  the  bituminous  material  may  be 
;he  most  of,  is  a  clean  surface  of  the  concrete  before  applying  the 
nous  material.  By  clean  surface  of  the  concrete  is  meant  not 
•eedom  from  dirt  but  also  freedom  from  fine  impalpable  material 
'  accompanying  concrete  surfaces  and  produced  by  the  disintegra- 
ider  natural  or  other  forces  of  the  components  of  the  concrete.  Further 
ost  desirable  that,  so  far  as  possible,  the  aggregate  of  the  concrete  be 
d  to  contact  with  the  bituminous  material  in  order  that  the  bond 
tn  the  two  may  be  of  the  highest.  The  bond  between  the  bituminous 
al  and  the  cement  mortar  in  the  concrete  is  far  less  strong  usually  than 
•nd  securable  between  the  bituminous  material  and  the  coarser  ag- 
e  of  the  concrete. 

>ndly,  a  desirable  bituminous  material  should  have  the  greatest 
le  permanence  in  its  good  qualities,  that  is,  it  should  not  be  so  sus- 
le  to  atmospheric  and  traffic  conditions  that  it  will  under  them  quickly 
ts  adhesion  or  cohesion  or  elasticity. 

rdly,  the  bituminous  material  must  not  be  unduly  susceptible  to 
38  in  temperature  so  that  it  will  become  soft  and  inclined  to  shift 
in  warm  weather,  nor  become  brittle  and  inclined  to  be  objectionably 
!  in  cold  weather.  The  mineral  material  used  in  forming  the  carpet 
I  be  of  the  toughest  quality  possible  so  that  it  will  withstand  to  the 
t  the  shocks  and  wear  of  traffic.  The  size  of  the  particles  desirable 
i  case  will  be  influenced  by  the  thickness  of  the  carpet  to  be  laid. 
•  ordinary  conditions,  it  has  been  proved  desirable  to  have  the  mineral 
les  uniformly  as  large  as  practicable  for  the  required  thickness,  and 
)  as  possible  from  finer  material,  the  fine  material  necessary  for  the  best 
tion  of  the  carpet  being  readily  secured  from  the  disintegration  of  the 
»  material  in  service.     The  best  carpets  seem  to  be  made,  other  *'  ' 
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being  equal,  by  the  use  of  extremely  clean  and  hard  gravel  of  the  proper  am 
for  the  thickness  of  the  carpet  desired.  Clean  chips  crushed  from  good 
trap  rock  frequently  do  nearly  as  well  as  the  gravel,  and  fine  sand  maka 
the  least  desirable  carpet.  In  fact  a  carpet  of  fine  sand,  in  order  to  gm 
even  moderate  satisfaction,  must  be  of  the  thinnest  possible  constraetioG 
and  approach  more  nearly  a  varnish  coat,  or  such  a  coat  of  paint  sanded  at 
is  sometimes  used  to  protect  wood  work. 

Thickness  of  Carpets.  Ordinarily,  the  carpets  vary  from  about  H  tc 
perhaps  ^  in  in  thickness.  Instances  have  been  known  where  they  hart 
even  reached  1  in  in  thickness,  while  the  sheet-asphalt  layers  have  some' 
times  been  laid  as  thin  as  134  in  in  thickness  directly  on  the  concrete 
base.  These  latter  have  shown  a  weakness  to  support  more  than  a  mod- 
erate amount  of  traffic  The  consensus  of  opinion  seems  to  be,  that  tav 
weakness  was  due  to  the  fact  that  the  layer  of  sheet-asphalt  mixture  wsj 
attempted  to  be  connected  with  the  concrete  foundation  by  a  paint  co* 
rather  than  thru  the  medium  of  the  usual  binder  course.  Again,  the  at 
tempts  to  build  in  situ  the  carpet  of  a  greater  thickness  than  \i  in  have  almosi 
always  resulted  unsatisfactorily,  and  the  few  instances  of  the  1  in  carped 
above  referred  to,  which  were  mixed  and  placed  almost  identically  in  tai 
same  way  as  the  sheet-asphalt  pavements  without  the  binder  course,  han 
not  shown  themselves  able  to  stand  satisfactorily  more  than  a  moderati 
amount  of  traffic.  The  conclusion  therefore  is  that  bituminous  carpet! 
are  limited  in  their  ability  to  give  satisfactory  service  under  traffic.  Anoths 
conclusion  generally  reached  is  that  attempts  to  build  them  in  situ  will  U 
unsuccessful  if  they  are  not  made  less  than  %  in  in  thickness,  and  that  fa 
carpets  of  greater  thickness  than  this,  especial  care  must  be  taken  to  pro- 
vide the  densest  possible  mixture  for  the  carpet  with  the  greatest  practicabk 
sise  to  the  largest  particles  in  it,  and  at  the  same  time  the  greatest  posabfa 
adhesion  or  connection  with  its  base  either  thru  an  efficient  paint  coat  or 
thru  such  a  means  as  the  binder  course  usually  provided  in  sheet-asphah 
pavements. 

The  Destruction  of  the  Adhesion  of  a  Carpet  to  its  base  may  come  about  io 
one  or  more  of  several  ways.  The  bituminous  material  may  be  so  changed 
under  service  as  to  lose  adhesion  and  then  the  shifting  tendencies  of  thr 
traffic  break  the  bond  between  the  carpet  and  the  base.  The  carpet  may 
be  so  proportioned,  as  to  lack  stability  and  be  susceptible  to  the  shifting 
tendencies  of  the  traffic.  Its  movement  is  then,  under  the  traffic,  merely  s 
question  of  time.  In  all  carpet  foundations  made  of  soft  stone  and  particularly 
perhaps  of  concrete  where  the  mortar  forms  a  most  friable  material,  the  de- 
struction of  the  bituminous  carpet  by  scaling  off  in  Bpots  or  shifting  hrto 
waves,  is  most  noticeable,  and  on  such  foundations,  especially  the  concrete, 
especial  care  must  be  taken  to  provide  such  thickness  and  quality  of  th» 
carpet  as  will  protect  to  the  utmost  the  concrete  underneath  from  its  nat- 
ural tendency  to  become  disintegrated  under  the  shocks  of  traffic.  The* 
shocks  produce  a  disintegration  of  the  surface  of  the  concrete  beneath  tat 
carpet,  and  on  which  surface  the  stability  of  the  carpet  must  depend  by  its 
adhesion  to  that  surface.  If  this  surface  becomes  disintegrated,  the  ad- 
hesion of  the  carpet  to  the  mass  of  concrete  is  destroyed.  This  disintegra- 
tion of  the  concrete  underneath  bituminous  carpets  is  especially  noticeable 
under  hard  tired  and  animal-drawn  vehicles,  particularly  where  the  carpet 
itself  lacks  the  thickness  of  body  necessary  for  the  absorption  of  the  shocks 
-  on  its  surface  to  prevent  the  disintegration  of  the  concrete  surface 
Therefore,  on  concrete  roads,  it  is  desirable  to  provide  the  highest 
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of  carpet  seourable  in  order  that  the  disintegration  of  the  concrete 

beneath  may  be  prevented  to  the  utmost.     Another  argument  is 
ident  for  the  securing  in  the  concrete  itself  the  greatest  possible 

the  coarse  aggregate  in  the  surface  with  a  minimum  of  the  more 
material. 

Report  of  Com.  Vm,  1914  Nat.  Conf .  Concrete  Road  Building  (50i) 
d  the  following  conclusions: 

iamentalry,  it  would  appear,  that  the  surfacing  of  a  concrete  road  implies 
f  confidence  in  the  ability  of  concrete  to  withstand  traffic.  Many  hold  that 
rate  of  itself  should  bear  the  brunt  and  that  the  use  of  a  protective  medium 
fession  that  concrete  has  failed  to  justify  the  hopes  held  out  for  it.  On  the 
ind  are  those  who  contend  that  a  concrete  pavement,  no  matter  how  well 
1  sooner  or  later  crack  and  pit  in  spots,  and,  since  these  cracks  and  pits  will  be 
with  bituminous  material,  it  is  wise  to  prevent  this  entirely  by  laying  a  carpet 
oncrete  surface.  As  to  the  materials  and  methods  suitable  for  coverings  there 
illy  wide  differences  of  opinion.  This  is  undoubtedly  due  to  lack  of  sufficient 
ice.     On  one  point,  however,  there  is  a  well  defined  opinion  that  tar  is  more 

for  carpet  coats  than  asphalt.  On  the  other  hand,  there  is  some  testimony 
>halt  has  given  good  results. 

rould  appear,  therefore,  that  investigations  of  bituminous  surfaces  for  concrete 
tould  be  divided  into  two  parts: 

ould  concrete  roads  themselves  bear  the  brunt  of  the  traffic,  or  should  some 
ous  material  be  interposed  to  take  the  wear? 

hat  has  experience  shown  with  reference  to  different  materials  and  methods 
ication? 

conclusion,  one  point  can  be  safely  emphasized.  It  admits  of  no  discussion, 
terete  pavement  itself,  even  if  it  is  to  be  covered  by  a  bituminous  coat,  should 
with  as  much  care  as  if  it  were  not  to  be  protected.  This  applies  to  the  prepa- 
>f  the  subgrade,  and  the  proportioning,  mixing,  laying  and  curing  of  concrete/' 
tageles,  Cat  Practice  (27b).  "The  concrete  base  for  this  road  will  be  24  ft 
l  and  8  in  thick.  It  will  be  made  of  1:2:4  concrete.  This  base  will  rest  on 
>n  of  decomposed  granite  5  in  thick  and  40  ft  in  width.    Shoulders  8  ft  wide  will 

of  decomposed  granite  on  each  side  of  the  concrete  base.  The  standard  section 
t  of  the  Los  Angeles  County  highways  is  a  concrete  base  20  ft  in  width  and  5  in 
mess,  with  5-ft  shoulders.  Transverse  expansion  joints  across  the  full  width 
concrete  will  be  placed  at  25-ft  intervals. 

the  concrete  is  to  be  a  bituminous  carpet  of  a  character  common  in  California 
rk.  The  specification  for  the  surfacing  is  worded  as  follows:  After  the 
e  pavement  has  been  constructed,  all  dust,  mud,  earth  or  foreign  material  of 
id  which  may  have  accumulated  upon  it  shall  be  removed  and  the  surface 
with  water.  When  it  has  become  sufficiently  hard  and  dry  and  in  the  opinion 
Road  Commissioner  is  ready  to  receive  it,  asphaltic  oil  shall  be  applied  in  one 
tion  of  approximately  H  gal  to  the  sq  yd.  Directly  after  the  oil  has  been  applied 
creenings  or  sand  shall  be  uniformly  spread  upon  it  in  sufficient  quantity  to 
e  with  the  oil  without  leaving  any  excess  screenings  or  sand  on  the  finished  road 
.  The  stone  screenings  or  sand  are  to  be  spread  in  a  direction  parallel  with  the 
id  never  crosswise.  If  necessary,  from  time  to  time,  additional  screenings  or 
isll  be  spread,  as  the  Road  Commissioner  may  direct,  to  cover  any  oil  which 
•me  to  the  surface,  until  the  final  completion  and  acceptance  of  the  work, 
is  estimrfed  that  this  road  will  cost  approximately  $26  000  per  mile.  The 
r  of  Los  Angeles  is  furnishing  all  material  used  in  its  construction." 

MAINTENANCE 

19.    Methods  of  Maintenance 

isiderable  difficulty  exists  in  making  repairs  to  concrete  in  any  form, 
tain  difficulty  being  to  secure  a  proper  union  between  the  new  and 
id  concrete.  A  depression  in  a  concrete  pavement  can  only  be  re- 
1  satisfactorily  by  cutting  away  sufficient  old  concrete  in  the  depres- 
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■Mat!,  n  win  puih  bnxim  and  ■  couple  of  laborer*,  a 

properly  take  cars  of  this  work.     The  joint  is  nrat  brushed  d 

and  covered  lightly  with  nod  or  stone  chip*,  which  haw  previously  bt 

alone  the  raid.     The  coat  of  this  work  varies  with  the  condi  tiona  of  the  join u  and  price 

of  labor.     Longitudinal  cracks  are  the  mnet  frequent  and  annoying  rcsulta  of  fonss 

exerted  after  the  work  ha*  bean  completed.     Those  occurred  more  frequently  on  Ike 

that  the  treat  could  effect  an  entrance  under  the  road  from  the  aide*,  lifting  each  edge 


"Practically  all  of  the  w 


ia  performed  in  the  aa 


the  following  anedflcaUoru  will  be  found  nttafactory.  Specific  gravity  Mll'C 
(70°  F),  1.20  to  140.  Free  carbon,  10  to  25%.  Distillation:  Total  to  77°  C  (ITVP). 
not  over  5%;  total  to  157"  C  015°  F).  not  over  B0%.  Specific  gravity  of  entire  dat 
filiation  at  16.6°  C  (00°  F),  LOSS  to  1.038.     Melting  point  of  residue.  46°  to  71°C 


te  used  with  the  tar  should  depend  oi 


(115°  t 

"  The  slse  of  the  aa 
defect  being  treated,  and  should  be  clean.     If  defecta  an  treated  ai 
practically  no  cover  will  be  used  larger  than  torpedo  Band. 

"Actual  ccerm  of  the  maintenance  for  the  various  contracta  have  been  kept  for* 
period  of  2  years,  and  the  result*  are  vary  satisfactory.  Twenty-Ova  milea  of  nasi 
have  been  need  In  obtaining  the  figures  given  care  being  used  to  include  those  caurykf 
all  daaasa  of  traffic  from  the  heaviest  to  the  lightest.  The  actual  coat  of  all  tar  west 
applied  to  the  concrete  surface  has  been  188.68  per  mile  per  year,  or  about  0.4  eveni 
per  aq  yd  of  travelled  path  per  year.  The  coat  of  shoulder  work  and  drainage  ha 
been  S28  per  mile  per  year,  or  0.S  centa  per  aq  yd  per  year." 

Maintenance  Coats  in  mi noii  (62b).  "The  average  coat  of  maintenance  and  opart* 
of  concrete  paved  streets  and  roads  in  Illinois  In  1915  was  0.4  centa  per  aq  yd.  Th* 
figure  is  the  average  for  76.8  mile*  of  state  aid  highway,  aggraratinf  555  013  aq  yd  d 
paved  surfs™.  The  average  coat  of  maintenance  for  6.06  miles.  66  564  aq  yd  of  pave- 
ment, on  township  aid  concrete  roads  in  1H15  waa  0.81  cent*  par  aq  yd." 

Table  IX. — Maintenance  Cost  of  Concrete  Pavement*  In  Illinois  in  lttl 
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X. — Maintenance    Costs    of    Concrete   Pavements  in    Milwaukee 

County,  Wis.  (45) 


Concrete 

Concrete 

Concrete 

Maintenance 

Maintenance 

Maintenance 

in  1914 

in  1915 

in  1916 

Average 

Miles 

Square 
Yards 

Yearly 

Cost  per 

Cost 

Cost 

Cost 

Cost 

Cost 

Cost 

Mile 

Per 

Per 

Per 

Per 

Per 

Per 

Mile 

Yard 

Mile 

Yard 

Mfle 

Yard 

1  350 

14000 

$867.89 

$.08270 

$1225.52 

$.11810 

$240.81 

$.02330 

$782.16 

2.500 

29482 

166.02 

.01400 

184.22 

.01560 

324.79 

.02750 

224.67 

0.100 

2000 

842.10 

.08000 

610.73 

.04850 

100.00 

.00950 

776.315 

21.976 

226  777 

50.55 

.00489 

25.33 

.00245 

42.85 

.00414 

39.56 

23.845 

260  363 

20.35 

.00179 

25.72 

.00245 

34.95 

.00313 

39.71 

36.360 

400  861 

30.83 

.00279 

30.83 
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STREET  CLEANING 

1.    General  Considerations  Relative  to  Street  Cleaning 

Engineering  and  Economic  Problem.  Street  cleaning  is  one  of  the  last 
municipal  engineering  problems  to  be  placed  under  the  control  of  engineers, 
And,  in  fact,  it  is  in  only  a  very  few  localities  (1918)  that  this  very  important 
municipal  service  is  under  engineering  control,  as  it  is  still  being  used  in 
many  localities  for  the  purposes  of  political  patronage.  The  principal 
/actors  in  connection  with  this  problem  so  far  as  cleaning  the  streets  them- 
selves is  concerned  are  engineering  and  economic  considerations.  Engineer- 
ing considerations  embrace  sanitary  conditions,  character  and  extent  or 
Craffic,  character  and  condition  of  the  pavements,  social  and  local  condi 
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tions,  and  equipment  and  methods  of  cleaning,  while  the  economic  consid- 
eration resolves  itself  into  a  question  of  financial  policy  in  each  community. 
In  other  words,  in  this  work  as  well  as  in  paving  work  and  all  other  public 
service  work  each  community  must  determine  upon  its  own  policy.  This 
does  not  mean,  however,  that  sufficient  cleaning  should  not  be  performed 
to  comply  with  the  sanitary  requirements.  It  is  for  the  engineer  to  deter- 
mine upon  the  methods  and  the  extent  of  the  cleaning  it  would  be  desirable 
to  do  in  order  to  keep  the  streets  in  as  near  as  is  possible  an  ideal  condi- 
tion from  the  standpoint  of  cleanliness,  but,  as  in  other  undertakings,  the 
prohibitive  cost  often  makes  it  impracticable  to  attain  the  ideal. 

Classification  of  Methods  of  Street  Cleaning.  In  general  two  kinds  of 
street  cleaning  are  recognized,  namely,  preventive  street  cleaning  and 
corrective  street  cleaning.  Preventive  street  cleaning  may  be  stated  to 
consist  principally  in  the  institution  and  adoption  of  means  of  preventing 
dirt  or  waste  materials  being  placed  or  scattered  upon  the  highways;  while 
corrective  street  cleaning  consists  in  the  collection  and  removal  of  such 
dirt  or  waste  material  as  has  found  its  way  onto  the  highways.  The  re- 
sponsibility for  the  performance  of  preventive  and  corrective  street  cleaning, 
it  is  recognised,  must  rest  to  a  great  extent,  respectively  with  the  general 
public,  the  municipal  street  cleaning  organization  and  the  police  depart- 
ment. The  police  department  is  the  only  agency  thru  which  the  enforce- 
ment of  the  preventive  street  cleaning  laws  can  be  carried  out,  and  the 
enforcement  of  these  laws  is  essential  in  order  that  a  solution  of  the  street 
cleaning  problem  may  be  effected. 

2.    Preventive  Street  Cleaning 

General  Considerations.  Tho  the  results  accruing  from  the  activities 
included  under  preventive  street  cleaning  cannot  be  definitely  expressed  ra 
figures,  as  in  the  case  of  corrective  street  cleaning,  it  is,  however,  just  sfl 
important  a  function  of  street  cleaning  as  the  performance  of  the  corrective 
work  itself  and  every  effort  exerted  in  this  direction  is  fully  justified.  For 
obvious  reasons,  it  is  absolutely  certain  that  preventive  methods  are  des- 
tined to  enter  more  and  more  into  the  street  cleaning  problem  in  every 
municipality.  In  formulating  a  definite  policy  along  which  preventive 
street  cleaning  work  should  be  conducted,  it  is  necessary  first  to  determine 
the  contributing  causes  to  unclean  streets,  in  order  that  it  may  be  poesibSd 
to  control  or  eliminate  them  thru  carefulness,  thoughtfulness,  or  observance 
of  the  laws  on  the  part  of  the  general  public. 

Principal  Causes  of  Unclean  Streets. 

1.  The  neglect  of  occupants  of  homes,  stores  and  other  buildings  to 
properly  dispose  of  sweepings  and  refuse  from  their  premises  and  sidewalks, 
and  to  refrain  from  sweeping  or  placing  such  materials  onto  the  highways, 
especially  after  they  have  been  cleaned. 

2.  The  failure  to  use  tight  metal  or  other  suitable  receptacles  for  ashes, 
rubbish  and  garbage;  the  failure  to  allow  a  clear  space  of  several  inches 
between  the  tops  of  the  receptacles  and  the  top  of  the  contained  materia*! 
in  order  to  prevent  their  being  blown  or  spilled  upon  the  highways;  and 
the  lack  of  care  in  the  manner  of  storing  receptacles  while  awaiting  collection, 
so  as  to  prevent  their  being  overturned  by  passing  traffic. 

3.  The  illegal  and  careless  distribution  on  the  highways  or  to  homes  and 
tU-r  buildings  of  advertising  literature  in  the  form  of  circulars,  hand- 

ardfl  and  fake  newspapers. 
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le  neglect  of  pedestrians  to  properly  dispose  of  discarded  newspapers, 
ird  boxes,  paper,  fruit  peelings  and  refuse. 

tie  non-separation  by  occupants  of  homes  and  other  buildings,  of 
i  from  ashes,  placed  on  the  highways  for  collection  by  the  municipal 
>rs. 

he  interference  with  and  scattering  of  the  contents  of  receptacles 
kg  collection,  by  itinerant  scavengers. 

he  overloading  or  improper  loading  of  vehicles  hauling  dirt  or  other 
ntary  materials,  or  the  use  of  defective  or  unsuitable  conveyances; 
3  permission  of  vehicles  entering  upon  the  highways  with  the  wheels 
g  an  accumulation  of  dirt  or  mud. 

he  illegal  and  careless  packing,  unpacking  or  storage  of  materials 
highways. 

rcement  of  Preventive  Measures.  In  order  to  eliminate  or  reduce 
linimum  these  contributing  causes,  every  effort  should  be  made  to 
b  the  general  public  in  their  individual  duties,  and  to  the  necessity, 
ages  and  possibilities  of  preventive  street  cleaning.  Insofar  as  it 
iticable  and  possible  for  the  city  to  do  so,  equipment  and  helpful 
bions  and  instructions  should  also  be  furnished. 

Principal  Specific  Means  for  Controlling  These  Causes  Employed  by  the  Phila- 
Bureau  of  Highways,  1918  to  1917,  may  be  enumerated  as  follows: 
Continuous  educational  work  consisting  of  extensive  newspaper  publicity,  public 
rhood   lectures;    and,   where  practicable   or  necessary,   individual  personal 
Dr  instruction  from  the  inspectors. 

lie  inauguration  of  an  intensive  educational  preventive  Clean  Streets  Campaign 
he  joint  auspices  of  the  City  of  Philadelphia,  The  Philadelphia  Chamber  of 
rce,  the  United  Business  Men's  Association,  the  Poor  Richard  (Advertising) 
be  Philadelphia  County  Medical  Society,  the  Child  Federation,  the  Emergency 
iodation  and  the  Civic  Club  of  Philadelphia,  for  the  purpose  of  enlisting  the 
ivery  possible  cooperating  agency. 

7he  personal  serving  by  police,  upon  the  responsible  occupant  of  every  home 
ler  building  thruout  the  City,  of  cards  enumerating  in  the  form  of  Don'ts  the 
enerally  prevailing  violations  of  the  laws  which  contribute  toward  unclean 
together  with  abstracts  of  the  laws  and  the  penalties  for  their  violation;  and 
libition  of  displayed  placards  containing  this  data  in  the  trolley  cars,  store 
rs,  railway  stations  and  other  conspicuous  places  thruout  the  City. 
["he  assignment  of  specially  trained  forces  of  inspectors  to  personally  appeal  to 
ats  of  homes  and  other  buildings  to  cooperate  by  obeying  the  existing  laws. 
The  sending  of  legal  notification  letters  to  persons  or  agencies  who  persisted 
rarning,  in  violating  the  laws  in  matters  contributing  to  unclean  streets,  and 
iting  the  offender  in  in***1"**  where  further  violations  are  noted. 
The  assignment  of  an  assistant  engineer  to  enlist  and  encourage  the  cooperation 
aekeepers  and  school  children  by  giving  informal  talks  at  schools  and  before 
's  organizations. 

The  furnishing  and  maintenance  of  attractive  rubbish  receptacles  in  prominent 
us  on  the  highways  thruout  the  City;  and  the  encouragement  of  large  business 
ta  and  civic,  and  neighborhood  business  men's  and  improvement  associations 
it  in  tiie  extension  of  this  work. 

The  general  enforcement  of  the  municipal  ordinance  requiring  the  separation 
%  and  rubbish. 

The  enforcement  of  the  law  requiring  occupants  of  homes  and  other  buildings 
vide  approved  types  of  rubbish  and  garbage  receptacles,  and  to  properly  store 
vhile  awaiting  collection. 

The  control,  thru  the  cooperation  of  the  police  department,  of  itinerant  scaven- 
>eratmg  in  violation  of  the  law,  with  a  view  to  their  ultimate  elimination. 
The  institution  of  an  annual  Clean-Up  Week,  which  insures  the  periodic  and 
ctory  disposal  of  a  very  considerable  quantity  of  rubbish,  a  proportion  of  which 
otherwise  ultimately  find  its  way  onto  the  highways. 
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12.  A  closer  attention  to  the  character  and  suitability  of  the  vehicles  employed 
and  the  manner  of  loading  and  transporting  dirt  and  other  fragmentary  matera* 
over  the  highways,  and  the  assignment  of  an  inspector  where  necessary  to  inaped 
such  vehicles  prior  to  permitting  them  to  enter  upon  the  highways. 

Publicity.  In  connection  with  the  preventive  street  cleaning  propaganda,  h  ■ 
considered  that  publicity  of  the  kind  that  will  reach  and  favorably  impress  the  entire 
body  of  citizens  Lb  absolutely  essential  to  the  attainment  of  results.  In  this  oonnectioa 
publicity  Is  obtained  thru  the  following  mediums: 

Newspapers.  New  items  in  both  daily  newspapers  and  weekly  neighborhood 
periodicals  relating  to  the  day  to  day  activities  of  the  bureau  of  highways  in  coonecoos 
with  the  preventive  street  cleaning  work  and  also  stories  of  the  experiences  and  coo- 
ditions  discovered  by  the  educational  inspection  force. 

Meetings.  Public  meetings  held  under  either  the  specific  or  joint  auspices  of  tat 
municipal  government,  civic  and  trade  bodies  and  neighborhood  business  men's  and 
improvement  associations. 

Literature.  Educational  notice  cards  and  pamphlets  describing  the  various  wayi 
in  which  householders  and  citizens  in  general  may  cooperate;  placards  for  stoat 
window,  trolley  car,  railway  station  and  bulletin  board  display  and  poster  stamps  for 
attachment  to  correspondence  and  bills  sent  to  the  public  by  the  municipal  government, 
public  utilities  and  business  houses. 

Clean-Up  Week.  The  main  purpose  in  conducting  an  annual  municipal  dean-sj 
week  campaign  is  to  provide  healthier  and  safer  living  conditions  for  the  people  ■ 
general  by  removing  accumulated  trash  and  rubbish  from  the  interior  of  bmTdiiif) 
and  from  all  open  areas.  It  is  a  demonstrated  fact  that  carelessness  in  the  stoisg 
of  rubbish  in  cellars,  attics  and  closets  is  responsible  for  a  considerable  portion  of 
fire  losses,  while  it  has  also  been  shown  that  unclean  surroundings  breed  disease  gems, 
which  are  in  turn  transmitted  to  human  beings  thru  various  agencies.  To  dean  a? 
regularly  by  collecting  and  disposing  of  all  useless  trash  gives  to  a  community  at 
orderly  and  well-regulated  appearance  and  eliminates  much  rubbish  that  would  in  si 
probability  contribute  at  some  later  time  to  the  littering  of  the  highways.  It  stxnrabtei 
the  citizens,  whether  rich  or  poor,  to  concentrated  effort  at  stated  times  and  thereby 
develops  instinctively  the  habit  of  cleanliness  and  orderliness.  To  promote  sock  t 
campaign  successfully  requires  the  active  cooperation  of  every  individual  in  tar 
municipality.  Obviously,  the  necessary  information  covering  the  general  plan  of 
procedure  must  first  be  given  to  each  man,  woman  and  child  and  in  a  form  to  be  as- 
similated by  each.  It  must  also  be  repeated  as  often  as  necessary  in  order  that  eaek 
one  may  be  impressed  with  his  or  her  personal  responsibility  in  the  matter.  Pubboty. 
therefore,  should  be  the  key-note  of  a  clean-up  campaign.  The  best  results  wiB  be 
obtained  thru  a  joint  working  committee  of  city  officials  and  members  of  the  fecal 
Chamber  of  Commerce  or  Board  of  Trade,  their  principal  objective  being  to  start 
the  campaign  and.  keep  it  in  motion  by  using  every  available  channel  of  pnbHcatfca 
The  newspapers  are  possibly  the  most  efficient  mediums  of  publicity  and  by  publishisr 
daily  news  articles,  advertising  wares  of  tradesmen  and  in  giving  ample  advance 
notice  of  the  coming  event,  keep  the  idea  constantly  in  the  public  eye.  The  aaafe»Um 
of  the  local  public  service  corporations  in  the  preliminaries  of  the  campaign  by  plaessc 
placards  containing  information  in  trolley  cars  and  stations  and  by  using  poster  stamp 
on  bill  heads,  statements  and  outgoing  mail  is  invaluable;  business  men's  and  cits 
organizations  thru  conducting  neighborhood  meetings  and  distributing  literatim 
gain  the  attention  of  the  people  living  in  their  immediate  vicinities;  children  in  paste 
and  private  schools  thru  a  course  of  instruction  as  to  the  part  they  may  take  in  -farin 
up,  which  also  provides  for  the  awarding  of  prizes  for  the  best  appearing  yards,  alley* 
etc,  are  encouraged  to  individual  effort;  inspection  of  divided  areas  of  the  municinafirj 
by  Boy  Scouts  and  other  junior  organizations  in  order  to  locate  vacant  lota,  opes 
areas,  yards,  alleys,  etc,  requiring  the  attention  of  the  owners  is  a  most  import** 
feature.  The  campaign  should  be  officially  begun  by  the  mayor  issuing  a  prodamatk* 
just  prior  to  the  opening  of  clean-up  week  requesting  all  citizens  to  giro  their  hat 
efforts  to  one  week  of  cleaning  up  and  beautifying. 

Operations  During  Clean-Up  Week.     The  preliminary  or  educational  features  of 

paign  having  been  thoroly  coordinated  and  properly  concluded,  the  actual  work 

♦ing  and  disposing  of  the  waste  materials  set  out,  requires  rapid  and  effieseat 

on  the  part  of  the  organization  in  charge.    In  a  large  municipality, 
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jring  the  first  and  second  campaigns,  an  increase  of  not  less  than  26%  in  the 
*  of  extra  teams  employed  over  the  number  usually  required  to  collect  rubbish 
necessary  with  a  corresponding  increase  in  the  number  of  helpers,  in  order  to 
te  each  day's  work  according  to  the  department  schedule.  As  the  disarrange- 
f  the  schedule  of  an  ash  and  rubbish  collection  and  street  cleaning  department 
us,  every  effort  should  be  made  to  complete  the  clean-up  campaign  within  the 
>ed  time.  This,  of  course,  requires  judgment  in  the  employment  of  additional 
ent  and  helpers  for  which  no  set  rule  can  be  formulated.  It  will  depend  entirely 
he  arrangement  of  the  daily  schedules,  ample  provision  being  made  before- 
>r  those  districts  in  which  the  normal  weekly  collections  are  heaviest. 
JLTB  Obtained.  The  best  results  are  not  to  be  looked  for  during  the  first 
gn  as  the  public  in  the  beginning  may  be  more  or  less  apathetic  and  incredulous 
ay  will  be  quickly  converted  to  the  value  of  the  idea  once  the  impression  is 
that  it  means  safety  against  disease  and  fire.  Thereafter,  cleanlng-up  gradually 
m  habitual  with  the  real  purpose  of  the  movement,  which  is  to  encourage  con- 
i  or  year-round  cleaning  constantly  progressing.  The  successful  results  of  such 
i&ign  may  be  summarized  briefly  as  follows: 

eduction  in  fire  loss  and  elimination  of  fire  hazards;  the  lessening  of  the  number 
le  flies  and  mosquitoes  during  the  summer  months. 

he  improvement  of  sanitary  conditions  and  the  elimination  of  objectionable 
ons  on  vacant  lots;  cleaner  houses,  yards  and  alleys,  safer  and  more  attractive 
and  surroundings. 

he  training  of  school  children  in  the  principle  of  the  cleaning  up  idea;  fire  pre- 
i,  cleaner  streets,  development  of  school  and  neighborhood  gardens,  etc. 
higher  standard  of  civic  pride  in  the  people  for  their  city. 
adblphia  Clban-Up  Campaiqns.  This  procedure  has  been  followed  in  Phil- 
ia  most  successfully  from  1913  to  1916,  inclusive,  the  administration  of  the 
ign  and  the  collection  and  removal  work  being  under  the  auspices  of  the  Bureau 
iiways  and  Street  Cleaning,  which  is  in  responsible  charge  of  the  collection  and 
J  of  ashes  and  rubbish.  Tho  the  other  branches  of  the  municipal  government, 
i  the  Departments  of  Health,  Police  and  Fire,  should  cooperate  in  the  campaign, 
2  department  having  regular  charge  of  rubbish  collection  thruout  the  year  b 
lical  organization  to  supervise  the  clean-up  week  campaign.  During  the  Phil- 
la  campaigns  of  1918  and  1914,  the  accumulations  were  noticeable  for  the 
»  of  heavy  and  cumbersome  articles,  such  as  furniture,  bed  springs  and  mattresses, 
n  1915  and  1916,  minor  household  waste  and  refuse,  such  as  discarded  tin  and 
are,  kitchen  utensils,  rags  and  carpets,  broken  china  ware,  glass  and  bottles, 
linated.  The  difference  in  the  character  of  materials  collected  and  transported 
City  dumps  during  these  yean  represents  the  improvement  in  general  conditions 
homes  and  may  be  regarded  as  a  typical  experience,  which  any  municipality 
to  conduct  a  clean-up  campaign  may  expect.  In  4  years,  rubbish  and  waste 
amount  of  388  000  cu  yd  was  collected  and  disposed  of  during  Clean-Up  Week 
tal  cost  to  the  City  of  $61  400.72,  or  an  average  of  16.8  cents  per  cu  yd,  or  $0.0361 
pita.  During  each  campaign,  an  average  of  1500  extra  teams  and  225  extra 
i  were  employed  in  the  work  of  collecting  and  transporting  waste  to  the  reclama- 
stions  and  other  rubbish,  not  of  a  salvable  nature,  to  the  dumps. 
iway  Rubbish  Receptacles.  In  order  to  encourage  pedestrians  to  properly 
i  of  discarded  newspaper*,  card  board  boxes,  fruit  skins  and  other  refuse  and 
ride  convenient  facilities  therefor,  specially  designed  portable  highway  rubbish 
ides  should  be  placed  at  highway  intersections  and  in  front  of  schools,  factories, 
f  stations  and  at  other  conspicuous  locations  on  the  highways,  thruout  the 
id  also  on  the  streets  occupied  by  curb  produce  markets.  These  receptacles  are 
y  manufactured  of  sheet  and  strap  iron  and  are  cylindrical  in  shape  with  half- 
1  top  and  a  drained  and  ventilated  bottom.  They  have  a  capacity  of  5.4  cu 
ight  stiffening  staves  on  the  outer  side  of  the  receptacle  extend  from  top  to 
n  at  equi-distant  points,  and  two  handles  are  placed  at  the  middle  on  opposite 
)f  the  receptacles.  The  receptacles  may  be  painted  grass  green  and  contain 
te,  the  wording  "For  Waste  Paper  and  Refuse.  Help  Keep  the  Streets  Clean." 
nber  of  the  public  utilities,  large  business  houses  and  neighborhood  business 
and  improvement  associations  may  provide,  at  private  expense,  a  number  of 
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gimilar  receptacles  for  use  in  their  vicinities.    The  contents  of  all  highway  robbak 
receptacles  should  be  collected  daily  by  the  rubbish  collection  contractors. 

3.    Corrective  Street  Cleaning 

Frequency  Classifications  of  Street  Cleaning.  In  general,  frequency 
and  sequence  of  street  cleaning  is  based  upon  considerations  of  economy 
and  actual  necessity  as  governed  by  sanitary  considerations,  the  character 
and  condition  of  the  pavement,  the  volume  and  character  of  the  traffic 
the  locality  and  the  convenience  of  the  traveling  public. 

In  Philadelphia,  from  1912  to  1917  while  the  author  was  Chief  of  the 
Bureau  of  Highways  and  Street  Cleaning,  the  following  system  of  classifica- 
tion was  utilised,  each  class  to  be  cleaned  according  to  a  definite  pre- 
arranged schedule. 

City  Streets: 

Claw  A.  Cleaned  every  day,  meaning  each  day  except  Sun.  or  the  legal  holidays  as 
indicated  in  the  specifications. 

Class  B.  Cleaned  every  second  day,  meaning  Mem.,  Wed.  and  Fri.;  or,  Tncs, 
Thur.  and  Sat.  of  each  week. 

Class  C.  Cleaned  every  third  day,  meaning  Men.  and  Thur*.;  or,  Tues.  sod 
Fri.;  or,  Wed.  and  Sat.;  or,  Mon.  and  Fri.;  or,  Tues.  and  Sat.  of  each  week. 

Suburban  and  Country  Roads. 

Class  D.    Cleaned  once  a  week  on  a  definite  day. 

Class  E.    Cleaned  twice  a  month. 

Class  F.     Cleaned  once  a  month. 

Class  G.    Cleaned  once  in  6  weeks. 

Class  H.    Cleaned  once  in  2  months. 

Methods  of  Street  Cleaning  in  General  Use.  In  determining  upon  the 
method  of  cleaning  to  be  employed  upon  any  specific  highway,  the  first 
consideration  is  that  of  the  character  and  condition  of  the  pavement  to 
be  cleaned,  but,  in  addition  to  this,  sanitary,  traffic,  public  convenience 
and  economic  considerations  play  an  important  part.  The  general  methods 
at  present  employed  in  the  cleaning  of  pavements  and  roads  are  as  follows: 
(1)  Pick-up  by  blockmen;  (2)  machine  broom  preceded  by  sprinkling: 
(3)  squeegee  preceded  by  sprinkling;  (4)  high  pressure  machine  flushing; 
(5)  hand  brooming  by  gangmen;  (6)  hose  flushing.  Tho  in  the  organin* 
tion  of  the  machine  cleaning  practice  an  effort  has  been  made  to  standardise 
the  methods  of  cleaning  with  respect  to  character  of  pavement  and  other 
governing  conditions,  it  is  nevertheless  quite  impossible  to  adhere  strictly 
to  the  standards  determined  upon  during  freezing  weather  which  frequently 
necessitates  radical  departures.  Squeegee  and  flusher  cleaning  and  sprink- 
ling is  discontinued  when  a  low  temperature  makes  their  use  undesirable 
When,  however,  on  account  of  weather  or  temperature  conditions,  squeegee 
or  flusher  cleaning  or  sprinkling  must  be  discontinued  and  machine  broomt 
cannot  be  operated,  the  streets  are  cleaned  by  supplementing  the  regular 
force  of  blockmen  with  additional  gangmen  and  the  regular  force  of  laboren 
alley  and  inlet  men. 

Machine  Broom  Cleaning.  Machine  broom  cleaning  is  used  principally 
on  stone  and  vitrified  block  or  brick  pavements,  and  also  on  sheet-asphaH 
and  wood  block  pavements  having  a  rough  or  irregular  surface.  It  M 
practically  impossible  to  have  absolutely  clean  streets  unless  they  are  weD 
paved.     The  older  types  of  stone  block  and  brick  pavements  constructed 

*'*  ~"t  grouted  joints  are  difficult  to  clean,  as  dirt  lodges  in  the  joints, 

v  if  they  are  wide.     Pavements  not  laid  on  a  concrete  base  will 

Dbability,  develop  numerous  depressions  due  to  settlement  under 
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jvere  requirements  of  traffic.  These  depressions,  of  course,  collect 
nuch  of  which  cannot  be  removed  by  the  machine  broom  and  has  to 
x>med  out  by  hand. 

rraoD.  The  machine  broom  gang  unit  should  consist  of  a  horoe- 
1  sprinkler  followed  by  a  battery  of  1,  2  or  3  horse-drawn  machine 
is,  the  number  depending  upon  the  width  of  the  street  to  be  cleaned, 
»man  and  from  4  to  8  gangmen  should  follow  each  machine  broom, 
ding  upon  the  character  and  condition  of  the  pavement  and  the 
ity  of  dirt  to  be  removed,  and  from  4  to  8  carts  with  drivers  and 
-8  if  necessary.  All  laborers  should  be  equipped  with  push  brooms. 
>rking  the  machine  broom  gang,  it  should  be  so  arranged  that  the 
is  operations  will  be  performed  closely  following  one  another.  The 
der  should  precede  the  machine  brooms  by  about  200  ft.  The  output 
ter  from  the  sprinkler  should  be  so  regulated  that  just  enough  is  used 
sen  the  dirt  and  to  prevent  the  formation  of  dust  during  the  sweeping 
bions.     If  an  excess  of  water  is  used,  the  dirt  becomes  pasty  with  the 

that  the  machine  broom  cannot  properly  clean  the  pavement.  The 
Ine  brooms,  in  battery  formation,  should  follow  200  ft  in  the  rear  of 
>rinkler,  and  the  dirt  should  be  swept  from  the  center  of  the  roadway 
d  the  gutters.  The  foremost  machine  broom  should  progress  along 
inter  line  of  the  roadway,  closely  followed  by  the  other  brooms,  each 
ich  should  overlap  the  swath  of  the  preceding  broom  to  pick  up  the 
ow  of  dirt  collected  by  that  machine,  thus  finally  conveying  it  to  the 
*.  Tho  the  brooms  in  the  machines  are  usually  from  6^£  to  8  ft 
gth,  yet  the  actual  width  of  the  cleaning  swath  will  not  exceed  between 
T  ft,  due  to  the  angle  at  which  the  broom  is  set  in  the  machine  and 
!  fact  that  where  more  than  one  swath  is  necessary  to  clean  a  roadway, 
successive  swath  must  overlap  the  preceding  one.  If  the  machine 
is  are  in  good  condition  and  properly  adjusted  only  one  operation 
e  necessary  to  clean  a  pavement  satisfactorily  but  where  the  pavement 
Dad  condition  or  the  roadway  is  unusually  dirty,  it  may  be  necessary 
over  the  roadway  two  or  more  times  or  resort  to  flusher  cleaning.  If 
>ndition  of  the  roadway  with  respect  to  dirt  is  such  that  the  pavement 
t  be  satisfactorily  cleaned  in  one  operation,  it  is  advisable  that  the 

should  be  scheduled  for  more  frequent  cleaning.  All  areas  or  de- 
ons  which  the  machine  brooms  cannot  properly  clean  should  be 
illy  spot  cleaned  by  gangmen.  The  gangmen  should  follow  close 
d  the  machine  brooms,  and  in  no  case  more  than  400  ft,  brooming 
irt  into  piles  in  the  gutters  at  intervals  of  about  25  ft.  The  dirt  col- 
li vehicles  should  closely  follow  the  gangmen  and  the  piled  dirt  should 
imediately  loaded  into  the  vehicles  and  hauled  to  the  dump.  The 
tant  reason  for  keeping  the  gangmen  and  dirt  collection  vehicles 
ng  close  behind  the  machine  brooms  is  to  prevent  the  dirt  from  being 
red  by  traffic  and  wind.  If  too  great  an  interval  is  allowed  between 
rooms  and  the  gangmen,  the  dirt  will  become  dry,  especially  in  hot 
ier,  and  when  the  gangmen  broom  the  dirt  into  piles,  considerable 
Till  be  raised.  Dust  is  not  only  unsanitary,  but  also  is  very  annoying 
ssing  pedestrians  and  the  occupants  of  near  by  buildings,  and,  there- 
svery  precaution  should  be  taken  to  eliminate  this  nuisance.  The  dirt 
i  be  piled  in  the  gutters  where  neither  the  dirt  nor  the  vehicles  collecting 
in  the  way  of  moving  traffic.  After  the  dirt  has  been  loaded  into  the 
bion  vehicles  any  dirt  left  on  the  site  of  the  pile  should  be  carefully 
led  with  a  small  handbroom  into  a  shovel  and  the  site  left  perfectly 
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clean.  A  properly  adjusted  and  equipped  machine  broom  will  satisfactorily 
clean  an  average  of  90  000  sq  yd  of  pavement  per  day  of  10  working  far.  This 
area  will,  of  course,  vary  somewhat,  depending  upon  local  conditions,  such 
aa  the  character  and  condition  of  the  pavement  and  the  amount  of  traffic 

Squeegee  Machine  Cleaning.  Squeegee  machine  cleaning  is  confined 
exclusively  to  sheet-asphalt,  bituminous  and  wood  block  and  brick  pave- 
ments having  a  smooth  surface.  If  these  pavements  are  not  in  good  con- 
dition, or  contain  depressions  or  pot-holes,  satisfactory  results  cannot  be 
obtained  by  using  this  type  of  equipment.  Another  point  to  be  con- 
sidered is  that  squeegees  will  not  satisfactorily  clean  a  pavement  that  ■ 
very  dirty  or  one  that  is  not  cleaned  at  frequent  intervals.  Squeegee 
cleaning  is  intended  primarily  for  roadways  where  the  dirt  to  be  removed 
is  comparatively  light,  either  because  they  are  patrolled  by  blockmen  or 
the  traffic  does  not  produce  an  excessive  quantity  of  dirt. 

Method.  The  squeegee  gang  unit  should  consist  of  a  horse-drawn  sprink- 
ler followed  by  a  battery  of  1,  2  or  3  horse-drawn  squeegee  machines,  the 
number  depending  upon  the  width  of  the  roadway  to  be  cleaned,  1  foreman 
and  3  gangmen  to  each  squeegee  machine  and  2  or  more  dirt  collection 
vehicles  with  drivers.  All  gangmen  should  be  equipped  with  push  brooms. 
In  operating,  the  squeegee  machine  gang  should  be  so  arranged  that  the 
various  parts  of  the  gang  will  work  together  as  closely  as  practicable.  The 
sprinkler  should  precede  the  squeegee  machines  by  about  200  yd.  This 
interval  of  space  is  sufficient  to  permit  the  water  to  saturate  and  looses 
up  the  dirt  on  the  pavement  without  giving  it  time  to  evaporate.  Squeegee 
machine  cleaning  requires  the  application  of  considerable  water  to  the 
pavement  surface  and  sufficiently  in  advance  of  the  rubber  brooming 
operation  to  loosen  the  dirt  thoroly.  The  squeegee  machines,  in  battery 
formation,  should  follow  200  yd  in  the  rear  of  the  sprinkler,  and  the  dirt 
should  be  broomed  from  the  center  of  the  roadway  toward  the  gutters. 
The  foremost  squeegee  machine  should  progress  along  the  center  line  of  the 
roadway,  closely  followed  by  the  other  squeegee  machines,  each  of  which 
should  sufficiently  overlap  the  swath  of  the  preceding  machine  to  engage 
the  windrow  of  dirt  collected  by  that  machine  thus  finally  conveying  it 
to  the  gutter.  Tho  the  rubber  brooms  in  the  squeegee  machines  are  usually 
from  7  to  7^  ft  in  length,  yet  the  actual  width  of  the  cleaning  swath  w3 
not  exceed  6  ft,  due  to  the  angle  at  which  the  broom  is  set  in  the  machine 
and  to  the  fact  that  where  more  than  one  swath  is  necessary  to  clean  s 
roadway,  each  successive  swath  must  overlap  the  preceding  one.  In  ever; 
case  a  sufficient  number  of  swaths  should  be  taken  to  cover  completely 
the  entire  width  of  the  pavement  and  to  convey  the  windrows  close  Is 
the  curbs.  If  the  squeegee  machines  are  in  good  condition  and  properly 
adjusted  only  one  operation  will  be  necessary  to  clean  a  pavement 
factorily  but  where  the  pavement  is  unusually  dirty,  it  may  be 
go  over  the  roadway  two  or  more  times.  All  depressions  which  the  squeegee 
machine  cannot  properly  clean  should  be  carefully  spot  cleaned  by  gangmen. 
The  method  of  procedure  for  the  removal  of  dirt  should  be  identical  with 
the  requirements  outlined  in  connection  with  machine  broom  cleanint 
A  properly  adjusted  and  equipped  squeegee  machine  will  satisfactorily 
clean  an  average  of  75  000  sq  yd  of  pavement  per  day  of  10  working  hr. 
This  area  will,  of  course,  vary  somewhat  depending  upon  local  conditions. 

w'h-PreMure  Plusher  Machine  Cleaning.    High-pressure  flusher  dean- 

v  be  satisfactorily  used  on  practically  all  types  of  pavements.    la 

ses,  it  supplements  the  other  methods  of  regularly  scheduled 
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leaning.  It  is  very  effective  on  all  kinds  of  stone  and  vitrified  block 
k  pavements  and  on  sheet-asphalt  and  wood  block  pavements  where 
rfaee  is  so  worn  or  irregular  that  the  depressions  would  hold  dirt 
>uld  not  be  dislodged  by  either  squeegee  or  machine  broom  cleaning, 
rinciple  upon  which  the  high-pressure  flusher  method  of  cleaning 
d  is  that  of  loosening  the  dirt  from  the  pavement  surface  by  jets  of 
under  pressure  and  then  flushing  the  dirt  to  the  gutters. 
'hod.  The  flusher  cleaning  gang  unit  should  consist  of  one  or  more 
obile  high-pressure  flushers  with  a  driver  and  1  operator  each,  1  fore- 
from  4  to  6  gangmen  and  from  1  to  3  dirt  collection  vehicles  and 
i.  The  correct  position  for  the  flusher  nossles  is  the  most  important 
aration  in  this  kind  of  cleaning.  They  should  be  set  approximately 
above  the  pavement  surface  and  set  at  such  angles  as  will  insure  a 
cleaning  of  a  maximum  width  of  pavement.    The  front  nossle  streams 

form  windrows  in  such  positions  that  the  rear  nozzle  streams  can 
lp  and  throw  them  toward  the  curbs.  The  streams  from  the  two 
lozzles  should  cross,  but  not  cut  thru  each  other,  as  this  will  diminish 
rce  with  which  the  water  strikes  the  pavement.  Each  nossle  should 
in  effective  swath  of  8  ft  in  width  on  smooth  pavements  and  of  6  ft 
1th  on  irregular  or  block  pavements.  After  the  correct  positions 
3  nossles  have  been  finally  determined,  they  should  be  permanently 

or  set  in  those  positions;  otherwise,  they  will  be  constantly  tampered 
>y  the  foremen  and  others,  and  very  poor  cleaning  will  result.  The 
re  under  which  the  water  is  ejected  from  the  nozzles  also  should  be 
careful  study.  The  usual  pressure  is  40  lb  per  sq  in.  When  the 
'  is  operated  on  narrow  roadways  that  can  be  cleaned  by  one  swath, 
other  roadways  where  the  pavement  is  very  dirty  or  is  of  an  open 
dock  type,  the  rate  of  progress  should  not  exceed  3  to  4  miles  per  hr. 
looth-surfaced  or  comparatively  clean  pavements  the  speed  may  be 
ely  increased,  but  should  not  in  any  instance  exceed  8  miles  per  hr. 
sneral  tendency  on  the  part  of  flusher  operators  is  to  go  too  fast.  This 
wult  in  poor  cleaning  especially  if  the  pavement  is  comparatively 

The  matter  of  proper  speeds  for  flushers  should  be  given  careful 
eration  and  standard  regulations  adopted  to' suit  the  several  varying 
ions.  On  streets  requiring  more  than  one  swath  to  clean  them,  the 
rath  should  be  taken  along  the  center  line  of  the  street  and  a  sufficient 
»  of  successive  overlapping  swaths  made  to  carry  the  windrows  to 
irbs.  When  operated  in  conjunction  with  squeegees,  the  flusher 
1  progress  along  the  center  of  the  roadway  with  the  squeegees  following 
tery  formation.  Enough  gangmen  should  closely  follow  each  flusher 
tery  to  broom  the  dirt  along  the  gutters  to  the  nearest  sewer  inlets, 
the  dirt  is  piled  and  the  water  allowed  to  drain  into  the  sewer.  The 
r  may  be  operated  either  up  or  down  grade,  but  the  gangmen  must 
9  work  down-grade.  The  dirt  collection  vehicles  should  closely  follow 
ngmen  and  load  and  haul  the  dirt  to  the  dump.  All  dirt  sites  should 
;  clean  by  brooming  up  any  remaining  dirt.  A  high  pressure  flusher 
[  satisfactorily  clean  100  000  sq  yd  of  pavement  in  a  day  of  10  working 
!*he  percentage  of  time  that  the  machine  will  consume  in  loading 
will  vary  greatly  with  the  pressure  at  the  hydrant. 
te  Flushing.     The  hose  flushing  method  of  street  cleaning  can  be  made 

readily  by  a  city  of  any  size,  as  it  has  the  great  advantage  of  not 
ing  an  expensive  equipment.     This  method  is  of  special  value  for 

and  thoro  clean-up  work  and  for  removing  entirely  the  dust  ' 
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the  surface  of  city  streets.  As  a  rule,  however,  hose  flushing  in  the  larger 
cities  supplements  rather  than  replaces  machine  cleaning,  except  on  road- 
ways too  narrow  to  permit  the  use  of  the  machine  cleaning  equipment 
The  principal  disadvantage  of  hose  flushing  is  that  of  the  waste  of  water 
unless  the  work  is  closely  supervised.  In  order  to  accomplish  effective 
results  with  hose  flushing,  the  hose  stream  should  be  kept  in  motion  at  tS 
times  and  directed  downward  on  the  surface  of  the  pavement  within  t 
radius  of  40  ft  of  the  noszle  man.  If  the  hose  stream  is  directed  at  ok 
spot  more  than  20  or  30  sec,  this  generally  results  in  a  waste  of  water  and 
time.  In  no  case  should  the  hose  stream  be  raised  upward  into  the  air 
as  this  results  in  the  pavement  being  simply  sprinkled  rather  than  washed. 

Methods.  There  are  two  general  methods  of  hose  flushing,  which  may  be 
described  respectively  as  the  large  gang  method  and  the  small  gang  method. 

In  the  large  gang  method,  the  flushing  gang  unit  should  consist  of  1  fore- 
man and  8  laborers,  equipped  with  not  less  than  150  ft  of  2  or  2  J*£-in  hose,  a 
portable  hose  reel,  push  brooms  and,  if  necessary,  hoes  and  shovels.  The 
hose  should  be  provided  with  an  elliptical  noszle,  made  purposely  for  this 
class  of  work.  The  method  of  operating  this  gang  is,  first,  to  have  the 
pavement  thoroly  wetted;  any  pavement  area  that  cannot  be  reached 
by  the  hose  stream  should  be  wetted  by  brooming  water  over  it,  the  idea 
being  to  moisten  and  loosen  the  dirt.  The  broom  men  then  form  in  battery 
and  proceed  down  grade,  while  the  hose  men  play  a  stream  of  water  in 
front  of  them.  The  windrows  from  the  first  and  other  brooms  are  engaged 
successively  by  the  brooms  following  and  are  carried  finally  to  the  gutters. 
If  necessary,  in  order  to  produce  satisfactory  results,  this  operation  should 
be  repeated  two  or  more  times.  When  conditions  warrant  it,  2  or  more 
men  also  may  be  assigned  to  spot  flushing  and  cleaning.  A  hose  flushing 
gang  should  clean,  in  a  satisfactory  manner,  30  000  to  35  000  sq  yd  or 
pavement  in  a  day  of  10  working  hr. 

In  the  small  gang  method  of  hose  flushing,  the  gang  unit  should  conset 
of  2  men,  and  all  the  dirt  must  be  removed  by  the  water.  The  flushing 
is  done  down  grade  and  the  mud  wave  is  driven  toward  the  gutters. 

Report  on  Investigation  of  Hose  Flushing  by  Putin  (82).  "Until  1914  New 
York  City  had  been  using  ordinary  2^ -in  fire  hone  and  lJi-ln  noaxlea.  The  equipm** 
was  carried  on  the  regular  sweeper's  can  carrier  or  dragged  over  the  pavement  frsat 
place  to  place  by  2  or  3  sweepers.  This  equipment  was  not  only  ill-adapted  to  tat 
work  but  heavy,  unsightly  and  liable  to  cause  rapid  deterioration  of  the  hose  on  aceooBl 
of  the  sharp  bends  which  were  necessary. 

"Investigations  made  by  Wagner,  an  engineer  from  the  Dept  of  Water  Sappr/. 
Gas  and  Electricity,  New  York  City,  indicated  that: 

1.  An  average  of  1800  gal  of  water  was  being  used  per  1000  sq  yd  of  pavemes* 

cleaned. 

2.  Other  cities  were  using  smaller  sizes  of  hoae  and  nozzles  with  apparent  sariHf  actwa 
8.  Experiments  made  with  lH-in  and  2-in  hoae  and  small  nozzles  indicated  that  tat 

work  of  cleaning  could  be  properly  done  with  from  870  to  660  gal  per  1000  sq  yd  • 
asphalt. 

"As  a  result  it  was  recommended  by  the  engineer  that  the  department  of  street  deal- 
ing adopt  lH-in  equipment,  which  would  be  much  easier  to  handle  and  sawe  meet 
than  two-thirds  of  the  water  then  used.    The  recommendation  did  not  agree  with  tat 
experience  of  the  officers  of  the  department  of  street  cleaning,  several  of  whom  hai 
tried  the  small  equipment.    The  claim  was  almost  universally  made  among  the* 
men  that  the  use  of  so  small  a  hose  and  nozzle  would  make  it  impossible  for  men  ft* 
cover  the  ground  they  were  then  covering  and  would  make  the  work  very  expensive. 
t  developed  two  points  of  view,  one  looking  primarily  at  the  waste  of  water  and 
'  er  at  the  waste  of  time.    Between  these  it  became  necessary  to  run  a  second 
experiments  to  determine  the  size  of  equipment  which  would  be  cheapest  ta 
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b  from  the  taxpayers'  or  general  city  view-point,  taking  into  account  both  the 
I  labor  and  the  cost  of  water.  This  second  set  of  experiments,  conducted  si- 
sly  upon  l>£-in  and  2-in  equipment,  resulted  in  the  selection  of  the  2-in  equip- 
ta  standard  for  the  city.  Attention  was  at  the  same  time  called  to  the  possibility 
ig  the  smaller  size  with  equally  good  results  wherever  the  pressures  at  the  hy- 
were  in  excess  of  50  lb  per  sq  in. 

a  result  of  these  and  further  experiments  the  following  general  principles  appear 
Btablished. 

'hat  the  economical  size  of  equipment  is  dependent  upon  the  hydrant  pressures 
)le  and  the  length  of  hose  used. 

'hat  when  the  pressure  at  the  nozzle  is  in  excess  of  25  lb  per  sq  in,  water  is  de- 
.  thru  a  K-w  nozzle  faster  than  it  can  be  properly  used  by  2  men,  and  that  it  is 
panied  by  excessive  splashing. 

'hat  when  the  pressure  at  the  nozzle  is  less  than  18  lb  per  sq  in,  water  is  not 
«d  fast  enough  to  keep  up  with  the  men  nor  with  force  enough  to  enable  them 
effective  work. 

'hat  the  smallest  size  hose  which  will  give  pressures  at  the  nozzle  between  18 
i  lb  is  the  most  economical  for  use. 

*hat  the  better  results  can  be  secured  by  spraying  ahead  as  far  as  the  stream  will 
to  give  the  material  on  the  street  a  preliminary  soaking  prior  to  the  direct 
g,  than  can  be  secured  by  the  direct  flushing  of  a  dry  pavement, 
'hat  larger  quantities  of  water  are  required  to  clean  rough  pavement  than  smooth, 
lerefore  a  slightly  larger  nozzle  may  be  used  to  advantage.  It  is  estimated 
$£-in  will  be  satisfactory  for  asphalt  and  a  1-in  for  rough  Belgian  block, 
'hat  shut-off  nozzles  are  necessary  whenever  working  in  traffic,  both  to  save 
and  to  prevent  accidents. 

That  where  water  mains  are  large  enough  for  proper  domestic  and  fire  supply, 
ig  will  not  interfere  with  the  ordinary  household  use. 

That  a  hose  reel  will  enable  the  gangs  to  do  more  work  with  the  same  expenditure 
rgy  and  at  the  same  time  lengthen  the  life  of  the  hose. 

That  by  the  adoption  of  procedure  which  prevents  any  back  tracking  of  the 
oent,  over  4  miles  of  walking  can  be  saved  per  gang  per  8-hr  day  in  covering 
a.  amount  of  street,  as  compared  with  the  procedure  commonly  used  in  the  past, 
saving  enables  the  gangs  to  do  more  work. 

a  result  of  the  studies  and  conclusions  reached,  a  new  hose  reel,  new  hydrant 
aent  and  improved  procedure  were  adopted  by  the  department  and  put  into 
The  procedure  may  be  outlined  as  starting  with  the  hose  reeled  with  the  nozzle 
>,  commencing  to  unreel  when  at  a  distance  equal  to  the  length  of  the  hose  from 
irdrant,  unreeling  toward  the  hydrant,  placing  the  reel  on  the  sidewalk  near 
rdrant,  flushing  from  the  point  nearest  the  nozzle  past  the  hydrant  and  as  far 
•  hose  will  reach  beyond  the  hydrant  toward  the  nozzle,  thus  completing  the 
>rved  by  a  single  hydrant.  Whenever  moving  hose,  the  hydrant  man  is  required 
c  it  up  in  loops  and  drag  it  ahead  in  such  a  way  that  it  will  not  cross  other  loops, 
a  is  expected  to  keep  a  loop  at  the  nozzle  end,  even  with  or  slightly  ahead  of  the 
man  so  that  the  latter  will  be  free  to  move  without  assistance  at  all  times, 
hile  previous  to  the  adoption  of  the  new  methods  and  procedure  it  was  seldom 
le  to  flush  effectively  much  over  25  000  sq  yd  of  pavement  per  day,  it  is  common 
>r  a  2-man  gang  to  cover  from  30  000  to  45  000  sq  yd  in  an  8-hr  day,  making  as 
as  45  or  50  connections  to  the  hydrants.  This  means  unit  costs  for  labor  and 
nent  of  11.9  to  17.8  cents  per  1000  sq  yd.  The  first  cost  of  the  equipment  is 
dmately  as  follows: 

Three  50-ft  lengths  2-in  rubber  hose*  at  54  cents $81.00 

One  %-m  shut-off  nozzle 7.00 

One  2^-in  to  2-in  reducer,  hand  swivel  type. 2.25 

One  hydrant  key 0.11 

One  hose  reel 80.00 

$120.36 

xbber  covered  hose  is  preferable  to  cotton  jacket  hose  for  his  work." 

te:    The  above  costs  appear  to  be  exclusive  of  water  and  removal  of  dirt,  and 

irse  a  2-man  gang  can  not  clean  as  thoroly  a  dirty  business  street  as  a 
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gang  brooming  the  entire  area  of  the  pavement  behind  the  stream  of  water.  Tte 
costs  given  for  the  gang  method  are  45  cents  per  1000  sq  yd,  Philadelphia  ami 
Washington. 

Comparison  of  Machine  and  Hose  Flushing.  Of  the  methods  of  street 
cleaning  in  general  use  the  hose  is  unquestionably  the  most  efficient.  la 
machine  cleaning  the  rate  of  speed  thru  the  entire  width  and  length  of 
the  street  is  the  same.  It  is  obvious  that  some  sections  of  the  pavement 
require  more  effort  to  entirely  remove  the  dirt  which  has  a  tendency  to 
stick  to  the  pavement  than  they  ordinarily  receive  in  the  regular  procex 
of  machine  cleaning.  In  the  hose  method  of  flushing  pavements  where 
such  a  condition  represents  itself  the  hose  is  pointed  on  this  area  of  the  pave- 
ment until  the  dirt  is  entirely  removed,  and  likewise  a  less  amount  of  water 
and  effort  is  used  to  clean  the  sections  of  pavement  that  are  comparatively 
clean.  In  the  machine  method  of  flushing  the  same  quantity  of  water 
and  the  same  pressure  is  exerted  on  the  entire  area  of  pavement,  irrespective 
of  the  amount  of  cleaning  required.  It  is  a  fact,  however,  that  the  hose 
flushing  of  business  streets  carrying  a  considerable  amount  of  traffic  which 
constantly  get  rather  dirty,  is  more  expensive  than  the  automobile  flushing, 
but  likewise  it  is  more  effective. 

Blockmen  Cleaning.  Pick-up  and  spot  cleaning  by  hand  patrol  block- 
men  is  an  auxiliary  method  of  cleaning,  and  is  intended  only  to  supplement 
the  regularly  scheduled  machine  cleanings.  This  method  of  cleaning  is 
confined  principally  to  highways  where  the  character  and  volume  of  the 
traffic  and  the  nature  of  the  surroundings  make  its  use  desirable  or  necessary 
in  the  interval  between  the  regular  machine  cleanings.  To  each  patrol 
blockman  should  regularly  be  assigned  a  definite  area  of  highway  pavement 
to  be  kept  clean.  This  area  may  vary  between  2  500  and  15  000  sq  yd, 
depending  entirely  upon  the  specific  conditions  of  requirements  of  each 
assignment.  The  equipment  furnished  to  each  blockman  should  consist 
of  a  portable  bag  or  can  carrier,  one  or  more  burlap  or  canvas  bags  or  metal 
cans,  a  pan  scraper,  a  push  broom,  a  hand  broom,  a  sprinkler  can,  and  a 
fire  hydrant  key  and  reducer.  The  work  performed  by  the  blockmen  should 
include  picking  up  paper  and  other  refuse  which  finds  its  way  on  to  either 
the  footway  or  the  roadway  and  sweeping  up  and  removing  animal  droppings 
and  detritus  as  soon  as  possible  after  it  accumulates  in  order  to  prevent 
its  being  scattered  by  wind  or  traffic.  The  material  to  be  removed  is  either 
scooped  up  in  the  pan  scraper  or  swept  into  a  pile  and  then  removed.  Each 
blockman  should  be  provided  with  a  sprinkling  can  and  should  sprinkle 
the  pavement  before  sweeping  in  all  instances  where  the  dust  will  annoy 
passing  pedestrians.  The  blockmen  should  be  required  to  place  in  the 
bag  or  can,  which  is  mounted  on  the  carrier,  all  dirt  and  other  refuse  or 
waste  paper  collected.  These  filled  bags  or  cans  should  be  promptly  re- 
moved by  collection  vehicles  which  should  call  at  regular  intervals  each 
day.  Cleaning  by  patrol  blockmen  will  produce  very  effective  results  if 
the  work  is  performed  under  the  supervision  of  competent  foremen,  other- 
wise there  is  a  general  tendency  on  the  part  of  the  men  to  shirk. 

Experimental  Vacuum  Cleaners.    The  methods  of  cleaning  that  have  been  described 

in  detail  are  only  those  in  general  use.    For  a  number  of  years  experiments  have 

carried  on  with  vacuum  cleaners,  and  as  a  matter  of  fact  several  types  of 

cleaners  are  in  use  in  some  of  the  dties  of  the  United  States.    The  principal 

tage  of  the  regular  vacuum  cleaner  is  its  inability  to  clean  the  streets  in  wet 

•*-  would  make  it  impossible  to  use  this  type  of  machine  in  eastern  cities 

**ys  in  the  summer  and  most  of  the  winter  months.     A  type  of  "»'*»^  will  is 

ibability  eventually  be  in  general  use  that  will  consist  of  a  combination 
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and  sweeper,  so  that  it  could  remain  in  constant  use  cm  days  when  it  rains 
ie  cleaning  equipment  Lb  at  work.  In  Los  Angeles  and  St.  Louis  there  have  been 
tensive  experiments  carried  on  with  the  vacuum  cleaner. 

y  Cleaning.  From  a  sanitary  standpoint,  the  cleaning  of  alleys  is 
ticular  importance,  especially  in  the  more  thickly  populated  portions 
;ity  and  during  the  summer  season.  An  alley  cleaning  gang  unit 
1  consist  of  1  foreman,  from  6  to  10  laborers,  equipped  with  at  least 

2^-in  hose  with  a  nozzle,  a  portable  hose  reel  and  push  brooms, 
ne  or  more  water-tight  metal  dirt  collection  vehicles.  Depending 
conditions,  some  alleys  are  flushed  while  others  are  cleaned  by  sweep- 
In  flushing  an  alley,  the  stream  of  water  should  be  played  as  far  up 
ley  as  possible,  and  one  or  two  gangmen  beginning  at  the  high  point 
1  of  the  alley  should  sweep  down  grade  toward  its  outlet.  The  dirt 
lbbish  swept  out  of  the  alley  should  be  piled  in  the  gutters  of  the 
ay  opposite  the  alley,  removed  at  once  and  the  site  cleaned.  If 
ary,  the  alley  should  be  flushed  and  swept  a  second  time  after  the 
>f  the  dirt  has  been  removed.  If  an  alley  is  only  swept,  the  work  is 
med  in  substantially  the  same  manner  as  previously  described.  An 
cleaning  gang  should  sweep  and  flush  approximately  from  30  000  to 
I  sq  yd  of  alley  pavement  in  a  day  of  10  working  hr. 
d.  Cleaning.  Included  in  this  category  must  be  considered  all  high- 
with  roadways  of  such  materials  as  earth  and  water-bound  broken 
and  gravel.  Due  to  the  varying  road  conditions  encountered  prac- 
•  all  of  the  work  must  necessarily  be  performed  in  such  a  manner 
,y  be  required  by  the  conditions  existing  on  the  specific  road  rather 
n  accordance  with  definitely  prescribed  methods  of  operation.  How- 
in  the  more  closely  built-up  portions  of  the  suburban  sections,  the 
cleaning  work  more  nearly  approaches  in  methods  of  operation, 
ork  performed  by  gangmen  on  the  city  streets.  The  road  clean- 
ork  gang  unit  should  consist  of  1  foreman,  6  laborers,  who  are 
ped  with  push   brooms,  shovels,  picks,  hoes,  rakes   and   sewer  inlet 

and  rakes,  and  one  or  more  dirt  collection  vehicles.  Due  to  the 
y  of  the  work  performed  by  the  road  cleaning  gangs  it  is  not  pos- 
fco  indicate  in  concrete  figures  the  amount  of  work  that  such  a  gang 
o  in  a  day. 

rer  Inlet  or  Catch  Basin  Cleaning.  In  order  to  insure  the  prompt 
ud  of  all  surface  drainage  and  storm  water,  it  is  necessary  that  the 
of  all  sewer  inlets  be  kept  clear  of  obstructions  or  accumulations  of 
To  provide  for  this,  it  is  necessary  that  sewer  inlets  be  periodically 
:ted  and  cleaned.  On  paved  streets  or  roads,  the  sewer  inlets  should 
«aned  at  least  once  every  2  weeks,  but  if  the  inlet  is  adjacent  to  an 
red  street  or  is  otherwise  so  located  that  dirt  is  liable  to  be  washed 
t,  more  frequent  cleaning  will  be  necessary.  The  sewer  inlet  cleaning 
unit  should  consist  of  one  or  two  laborers  and  a  dirt  collection  vehicle, 
lirt  can  be  loosened  and  lifted  out  of  the  sewer  inlet  by  means  of  an 
aook  and  an  inlet  rake,  the  latter  of  which  consists  of  three  flat  parallel 
3  about  10  in  in  length  attached  at  right  angles  to  a  long  handle, 
•emoved  dirt  is  piled  in  front  of  the  inlet  and  promptly  removed  in 
-tight  and  covered  metal-bodied  vehicles.  If  the  pipe  connection 
»n  the  inlet  and  the  sewer  is  obstructed,  the  water  is  baled  out  of 
ilet  trap  and  the  inlet  man  after  entering  the  inlet  endeavors  to  remove 
bstruction  by  hand.  If  not  successful,  a  hose  line  from  a  fire  hydrant 
in  inserted  into  the  inlet  connection  and  the  dirt  is  forced  thru 
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connection  into  the  sewer.  If  the  obstruction  is  such  that  it  will  not  yield 
to  water  pressure,  it  is  necessary  to  make  an  excavation  in  the  street  or 
road  and  remove  the  choked  section  of  pipe. 

Cleaning  Methods  Dependent  upon  Type  of  Structure,  The 
methods  of  construction  of  inlets  and  catch  basins  adopted  in  the  different 
parts  of  the  country  have  a  certain  bearing  on  the  efficiency  of  cleaning.  A 
type  of  inlet  commonly  used  in  a  large  eastern  city  is  built  partly  under 
the  sidewalk  and  partly  under  the  roadway.  It  has  the  advantage  of 
securing  a  much  larger  basin  area  and  also  does  away  with  cast  iron  grates 
or  cover  plates  in  the  roadway  gutter,  which  are  objectionable  owing  to 
the  frequency  with  which  they  must  be  replaced  on  heavy  traffic  therofares. 
In  this  type  of  inlet,  a  circular  cover  similar  to  an  ordinary  manhole  cover 
is  inserted  in  a  large  granite  block  set  in  the  sidewalk  directly  over  the 
basin.  The  catch  basin  is,  therefore,  cleaned  from  the  sidewalk  instead 
of  the  gutter,  the  principal  objection  being  the  uncertainty  of  thoroly 
cleaning  that  section  of  the  basin  lying  outside  of  the  trap-atone  or  under 
the  roadway.  It  is  also,  to  a  limited  extent,  objectionable  from  a  sanitary 
standpoint  as,  in  the  operation  of  cleaning,  the  removed  muck  very  often 
gives  the  sidewalk  a  dirty  appearance  unless  extreme  care  is  taken.  While 
the  type  of  inlet  referred  to  is  heavier  in  construction,  has  greater  capacity 
and  is  more  economical  in  maintenance,  the  street  inlet  or  catch  basin  is 
more  universally  used  because  of  its  greater  adaptability  to  the  needs  of 
cleaning.  Automatic  or  self-cleaning  inlets  do  not  have  the  trap  feature. 
They  are  built  with  a  large  basin  from  which  the  dirt  is  directly  transferred 
to  the  sewer  thru  a  pipe  connection,  attached  to  the  sewer  at  a  steep  angle. 
Such  inlets  are  only  practicable  where  the  sewers  are  laid  on  a  heavy  grade, 
insuring  the  removal  of  all  refuse  and  other  materials  due  to  increased 
volume  and  velocity  of  flow. 

Mechanical.  Cleaning.  A  mechanical  device,  known  as  the  hydrauEc 
inlet  cleaning  machine,  operates  on  the  hydraulic  pump  principle.  A 
metal  body  mounted  on  an  automobile  truck  receives  the  muck  direct 
thru  a  hose  inserted  in  the  inlet  catch  basin.  A  continual  flow  of  water 
from  the  s.treet  plug  to  the  inlet  is  maintained,  while  the  cleaning  operation 
is  in  progress.  The  contents  of  the  inlet,  dirt  and  water  combined,  are 
drawn  upwards  thru  the  hose,  the  pumping  power  being  supplied  by  the 
•automobile  engine  and  extra  gearing  attached  to  the  truck  for  the  purpose, 
After  depositing  the  contents  of  the  inlet  in  the  truck  body,  the  heavier 
materials  sink  to  the  bottom  and  the  excess  water  is  released  thru  valves 
and  is  returned  to  the  inlet.  This  process  continues  until  no  dirt  reman* 
in  the  bottom  of  the  inlet. 

Use  of  Muck  Pan.  In  some  localities,  the  hand  cleaning  method  has 
been  superseded  by  the  introduction  of  a  muck  pan,  or  tight  sheet-ires 
receptacle,  so  located  in  the  inlet  as  to  catch  the  heavier  street  sweep- 
ings, the  surface  water  coming  down  with  the  dirt  seeping  thru  vest 
holes  into  the  inlet  basin.  The  operation  of  cleaning  the  inlet  consists 
of  removing  the  receptacles  by  means  of  hooks  and  dumping  the  muck 
direct  into  the  metal  body  vehicles.  This  method  requires  constant 
supervision  in  order  to  prevent  overloading  of  the  receptacles  and 
proper  maintenance  both  of  the  receptacle  and  the  inlet.  Its  principal 
advantage  is  in  keeping  heavy  solid  particles  from  reaching  the  inlet  neck 

d  choking  it. 

nter  Cleaning.     Winter  street  cleaning  in  the  latitudes  of  the  northern 
is  probably  the  most  trying  problem  with  which  a  street  cleaning 
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department  has  to  deal.     Dirt  continues  to  accumulate  on  the  streets 
regardless  of  the  weather  and  temperature  conditions.     In  the  North,  the 
roadways  are  covered  with  snow  and  ice  intermittently  thruout  the  winter 
season,  while  in  the  South,  snow  storms  and  freezing  temperatures  are  rare. 
Under  the  former  conditions,  the  street  cleaning  problem  is  largely  one  of 
pick-up  or  spot  cleaning  by  gangmen  while  the  streets  are  covered  with 
snow  and  ice,  and  of  machine  cleaning  whenever  the  equipment  or  forces 
can  be  used  to  advantage.     Under  the  latter  conditions,  however,  the  street 
cleaning  work  progresses  quite  similarly  in  both  the  winter  and  summer 
seasons.     In  certain  of  the  northern  states,  there  is  a  continuous  alterna- 
tion of  freezing  and  thawing  temperatures  thruout  the  winter.     In  situations 
of  this  character,  immediate  advantage  should  be  taken  of  every  opportunity 
to  do  machine  or  gang  cleaning  or  flushing.     To  be  fully  prepared  in  this 
matter,  it  is  necessary  to  keep  in  close  touch  with  the  Weather  Bureau  and 
take  advantage  of  anticipated  mild  weather  during  which  the  machine  or 
other  cleaning  equipment  and  forces  can  be  operated.     It  is  also  of  con- 
siderable advantage  to  assign  an  inspector  to  each  equipment  stable  to 
direct  the  mobilization  and  dispatch  of  such  of  the  equipment  and  forces 
that  it  may  be  possible  to  use.     The  instructions  issued  by  these  inspectors 
can  be  governed  more  or  less  by  definite  prearranged  plans  considered  in 
conjunction  with  certain  kinds  of  weather  forecasts  and  observed  tem- 
perature conditions  at  certain  hours  of  the  day,  especially  during  the  morn- 
ins  hours.     The  governing  idea  is  to  have  the  equipment  and  forces  pre- 
pared and  if  possible  on  their  respective  routes  ready  to  begin  cleaning 
operations  as  soon  as  the  weather  and  temperature  conditions  permit  this 
being  done.     When  freezing  temperatures  prevent  the  use  of  water,  all 
machine  cleaning  must  necessarily  be  suspended  in  favor  of  hand  cleaning 
by  gangmen.    This  necessitates  increasing  the  regular  cleaning  forces  at 
least  40%.     In  Philadelphia,  it  has  been  found  that  between  the  middle 
of  Dec.  and  the  middle  of  March,  the  machine  cleaning  equipment  can  be 
operated  advantageously  only  on  approximately  60%  of  the  working  days. 
All  hand  cleaning  gangs  should  be  under  competent  and  constant  super- 
vision, and  the  gangmen  should  be  equipped  with  push  brooms,  hoes,  picks, 
and  shovels  to  facilitate  the  removal  of  both  loose  and  frozen  dirt  and  also 
dirt  covered  snow  and  ice.     In  all  winter  cleaning,  great  care  should  be 
taken  to  keep  the  dust  nuisance  down  to  an  absolute  minimum,  as  this  is 
often  a  greater  inconvenience  and  menace  to  the  public  than  an  unclean 
street.     The  solution  of  the  winter  cleaning  problem  is  principally  in  taking 
prompt  advantage  of  every  opportunity  to  work  and  not  in  assuming 
that  because  of  the  adverse  conditions  the  streets  cannot  be  well  cleaned, 
little  or  no  effort  should  be  made  to  clean  them.     If  full  advantage  is  taken 
of  every  opportunity  a  very  considerable  amount  of  cleaning  can  be  done 
and  aside  from  this  the  municipality  will  not  have  to  face  the  problem  of 
removing  an  excessive  accumulation  of  dirt  from  its  highways  with  the 
advent  of  spring  weather. 

Relative  Ease  of  Cleaning  Different  Pavement  Surfaces.  The  effective- 
ness with  which  a  method  of  street  cleaning  can  be  applied  is  governed  to 
a  considerable  extent  by  the  character  of  the  roadway  surface  cleaned  and 
its  physical  condition.  In  making  a  comparison  between  the  several  types 
•of  pavement  it  will  be  assumed  that  the  roads  and  pavements  considered 
are  new,  or  in  other  words,  in  perfect  condition.  Assuming  further  that  the 
ideal  road  or  pavement  will  have  an  arbitrary  value  of  10  with  respect  to 
.the  ease  with  wfcfch  it  may  be  cleaned  by  the  method  best  adapted,  t 


_  J 
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several  types  of  highway  pavements  in  general  use  will  have  the  following 
relative  values: 


Type  of  Road  or  Pavement 


Sheet-asphalt 

Bituminous  concrete 

Wood  block 

Bituminous  macadam 

Vitrified  block 

Cementaconcrete 

Stone  block 

Water-bound  macadam  with,  bituminous  surface  treatment. 

Water-bound  macadam 

Gravel 

Earth 


Value 


10 

9 

9 
8 

S 
7 
6 
4 
2 
1 
1 


4.    Street  Cleaning  Equipment 

Description  of  Equipment.  The  minimum  quantity  and  character  of 
equipment  necessary  for  the  prosecution  of  the  street  cleaning  work  should 
be  definitely  indicated  in  the  specifications  and  should  be  of  approved 
construction  to  fully  meet  the  following  requirements: 

Squeegees.    The  horse-drawn  squeegee  cleaning  machines  should  have  a  water 
tank  with  a  capacity  of  about  500  gal  and  a  cleaning  roller  set  obliquely  and 
or  chain-belted  to  the  rear  axle  and  having  a  steel  axis  and  rubber  spiral  fins. 

Automobile  Flushers.  The  automobile  flushing  machines  should  be  motor-drii 
high  pressure  flushing  machines  of  standard  design,  mounted  on  a  chassis  having  t 
capacity  of  not  less  than  6  tons,  and  having  a  tank  for  water  with  a  capacity  of  at 
least  1200  gal  and  some  form  of  motor-driven  pumps  by  which  the  water  may  bt 
discharged  from  the  nozzles  with  a  pressure  of  from  85  to  60  lb  per  sq  in,  as  may  be 
directed,  and  a  capacity  to  deliver  from  100  to  150  gal  per  min  from  each  noaxle.  Tat 
machine  should  be  so  equipped  that  the  pressure  designated  can  be  maintained  thra- 
out  the  entire  period  of  discharge  of  the  water.  The  nozzles  must  be  elongated,  of 
approved  form,  and  so  constructed  that  their  direction  may  be  changed  and  adjusted 
as  required,  and  permanently  set  at  any  given  angle.  The  machine  should  be  capable 
of  operating  at  a  rate  of  speed  of  not  less  than  8  nor  more  than  8  miles  per  hr. 

Machine  Brooms.  The  horse-drawn  machine  brooms  should  be  a  4-wbeeled  vebjde 
and  have  a  roller  set  obliquely  and  geared  or  chain-belted  to  the  rear  axle.  The  roller 
should  have  a  wooden  axis  and  split  bamboo  bristles,  whose  length  when  new  shall 
not  be  more  than  14  in  from  the  axis.  Machine  brooms  should  be  provided  with 
adequate  dust  and  mud  guards. 

Sprinklers.  The  sprinkling  machines  should  be  drawn  by  2  horses  and  be  of  aa 
approved  standard  type  of  modern  construction  substantially  built  to  withstand 
exceptionally  heavy  service.    The  valves  should  be  adjustable  to  varying  swaths. 

Collection  Vehicles  used  for  the  transportation  of  dirt  should  have  water-tight  metal 
bodies  to  prevent  the  contents  from  leaking  when  wet.  They  also  should  have  metal 
covers  to  prevent  dry  contents  from  being  blown  out.  The  bodies  of  these  vehicles 
should  be  low,  to  facilitate  their  loading  and  to  eliminate  the  necessity  for  tossing 
dirt  up  any  considerable  height  into  the  vehicles,  which  invariably  results  in  mote  or 
less  of  it  being  scattered  by  the  wind. 

Inspection  and  Adjustment  of  Equipment.  Machine  Brooms.  In  order  to  get 
proper  results,  from  both  the  standpoints  of  cleanliness  and  of  economy,  the  *m»m— 
brooms  should  be  inspected  at  frequent  intervals  and  so  adjusted  and  operated  at 
to  produce  their  maximum  amount  of  satisfactory  work.  In  the  matter  of  adjustment, 
■n^"'  attention  given  to  the  following  details  will  do  much  toward  producing  satis- 
cleaning  results:    The  broom  roller  should  at  all  times  be  so  adjusted  that  ita 
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parallel  to  the  surface  of  the  pavement,  otherwise  the  broom  will  wear  into  the 
>f  a  truncated  cone,  which  results  in  poor  work,  and  necessitates  the  discard- 
the  broom  much  sooner  than  if  it  had  worn  evenly.  The  broom  roller  should 
3  bo  set  that  it  will  press  firmly  down  upon  the  surface  of  the  pavement, 
•t  merely  drag  along,  otherwise  the  bristles  will  not  properly  engage  and  dis- 
hedirt. 

eeghe  Machines  should  be  inspected  at  frequent  intervals  to  see  that  they  are 
ty  adjusted.  When  not  actually  engaged  in  cleaning,  the  water  outlets  on  the 
ee  machine  should  be  shut  off  and  the  rubber  broom  raised  a  few  inches  above 
vement  surface  to  prevent  the  resistance  of  the  rubber  fins  being  impaired  or 
s  damaged  or  unnecessarily  worn.  The  following  considerations  are  essential 
tin  good  results  in  squeegee  cleaning  work:  The  rubber  fins  should  not  be  torn, 
ed  or  worn  thin  and  should  show  a  proper  amount  of  live  resistance.  When  the 
e  length  of  the  fins  projected  from  the  spindle  iB  3  in  or  leas,  or  when  the  width 
th  is  reduced  1  ft,  the  fins  should  be  renewed.  All  water  discharge  valves  should 
t  in  good  condition  as  leaky  valves  cause  considerable  loss  of  time  both  in  load- 
tter  and  in  working  due  to  the  fact  that  some  of  the  water  is  constantly  wasted 
>t  producing  effective  results.  The  axis  of  the  rubber  broom  should  be  approx- 
y  parallel  to  the  surface  of  the  pavement  to  prevent  the  fins  wearing  unevenly 
ot  properly  cleaning  the  pavement.  The  fins  should  press  upon  the  surface 
pavement  evenly  and  firmly  and  not  simply  skim  over  it.  The  essential 
an  of  the  fins  is  not  simply  to  push  the  water  over  the  pavement  but  actually 
ib  it. 

ltiflcation  of  Equipment.  For  the  purposes  of  identification,  each  vehicle  should 
n  each  side  a  blue  enameled  steel  sign,  lettered  in  white,  containing  the  inscrip- 
3ureau  of  Highways — D.P.W.,  followed  by  the  designating  number  of  the  district 
le  serial  number  of  the  vehicle.  A  small  blue  enameled  Bteel  sign,  indicating  the 
•t  number  and  the  serial  number  of  the  equipment  should  be  also  attached  to 
g  carriers  forming  a  part  of  the  equipment  of  the  blockman.  No  duplication  of 
numbers  should  be  permitted  in  any  one  district.  No  other  signs  or  lettering 
1  be  permitted  on  either  the  vehicles  or  harness.  The  contractor  should  be 
■ed  to  keep  in  stock  at  all  times  a  sufficient  supply  of  rubber  fins,  machine  brooms, 
•xtra  parts  to  maintain  in  constant  service  the  minimum  force  of  equipment 
red  by  the  specifications.  The  contractor  must  also  see  that  the  cleaning  machines 
t  all  times  so  adjusted  that  the  bristles  of  the  machine  brooms  and  the  fins  of 
queegees  will  thoroly  accomplish  the  cleaning  results  intended.  All  gangmen 
led  in  machine,  alley,  inlet  and  road  cleaning  should  be  provided  by  the  con- 
w  with  hand  brooms,  shovels,  picks,  hoes,  rakes,  inlet  muck  rakes  and  hooks, 
cuch  other  equipment  as  may  from  time  to  time  be  found  necessary  to  properly 
rm  their  duties. 

iladelphia  Practice  Pertaining  to  Painting  of  Equipment.  It  was  required  that 
(hide  equipment  be  painted  at  least  three  times  during  the  year  with  standard 
s,  specifications  for  which  are  prepared  by  the  Bureau  of  Highways,  and  issued 
e  contractor.  If  three  paintings  do  not  preserve  the  permanency  of  the  distln- 
ing  colors,  painting  was  vequired  to  be  done  more  frequently.  The  colors  of  the 
ing  required  for  the  several  types  of  vehicle  equipment  were  as  follows:  Machine 
n,  green  for  body,  red  for  running  gear;  squeegees,  flushers,  and  sprinklers,  yellow 
ody,  red  for  running  gear;  bag  carriers,  maroon;  inlet  dirt  carts  and  street  dirt 
as,  brown.  The  equipment  was  required  at  all  times  to  be  maintained  in  a 
Jy  condition  and  the  contractor  was  required  to  install  adequate  cleaning  facilities 
in  his  stable  or  yard  as  the  cleaning  of  equipment  in  the  street  was  not  permitted, 
contractor  was  also  required  to  present  all  vehicles  and  other  equipment  for  in- 
;inn  at  such  times  and  places  as  might  be  designated  by  the  district  engineers. 

5.    Street  Cleaning  Cost  Data 

nit  Costs  of  Street  Cleaning.  Unit  cost  data  covering  the  several 
hods  of  street  cleaning  used  in  Philadelphia  and  Washington  are  given 
he  following  analyses: 
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Method  of  Cleaning 


Unit  Cost  per  1O00  Sq 

Yd  of  Pavement 

Clbanbd 


Wi 

1915-1916 


Machine  broom,  hone-drawn  equipment 

Squeegee,  hone-drawn  equipment 

Machine  flushing  motor-driven  equipment,  Philadelphia; 

horse-drawn  equipment,  Washington 

Gang  hose  flushing 

Patrol  by  bloekmen 


$0,186 
0.139 


0 

0.422 

0.157 


The  above  costs  include  the  removal  of  street  dirt  and  direct  supervision 
only. 

The  Philadelphia  Unit  Costs  are  based  upon  the  following  daily  rates  of  eompes- 
sation  or  cost  for  the  several  classifications  of  labor  and  equipment  as  indicated. 


Classification 


Labor: 

Superintendent 

Foreman 

Gangman 

Blockman 

Dumpman 

Equipment  Units: 

Machine  broom,  horse-drawn 

Squeegee,  hone-drawn 

Flusher,  motor-driven 

Sprinkler,  horse-drawn , 

Dirt  cart 

Dirt  wagon 


Rati 
Day 


$4.00 
2.50 
1.75 


1 

1 


50 
50 


5.50 
6.00 
15.00 
5.00 
3.50 
5.00 


High-Pressure  Machine  Flushing.  Considerable  and  increasing  interest  has  bees 
evidenced  in  connection  with  the  high-pressure  machine  flushing  method  of  street 
cleaning.  The  following  cost  data  based  upon  a  working  season  of  300  days;  one 
8-hr  shift  each,  is  given  by  Parlin  (32)  in  Table  I: 

Table  I 


City 

Type  of 

Flushing 

Equipment 

Data  per  1000  Sq  Yd 
of  Pavement  Cleaned 

Cost 

Gallons  of 
Water  Used 

Chicago. .                               ...... 

Motor-driven 

Motor-driven 

Motor-driven 

Trolley  car 

Horse-drawn 

Horse-drawn 

$0,150 
0.126 
0.18ft 
0.136 
0.454 
0.256 

400 

T^»a  A  «*£*!«■ 

450 

Rochester .....                      , , 

440 

xa *ter 

450 

~*. 

700 

*ee 

400 

Street  Cleaning  Cost  Data 


1233 


t  of  Street  Cleaning  with  Motor  Equipment  There  is  no  question  but  that  the 
street  cleaning  equipment  in  use  will  eventually  be  motor  equipment.  The 
lobile  flusher  is  very  efficient  and  satisfactory;  automobile  squeegees  and  machine 
a  are  in  use  in  foreign  cities  and  to  some  extent  in  this  country.  In  Toronto  and 
lelphia  during  1916  considerable  of  the  street  dirt  has  been  collected  and  hauled 
)  dumps  by  motor  equipment  and  has  proved  a  considerable  economy  over  the 
drawn  equipment.    The  following  is  a  test  of  a  motor  street  scrubber: 


Table  II.— Cost  per  Day  of  10  Hr 

First  cost  of  machine 

Depreciation,  life  of  machine,  1200  days  $5.08 

12  gal  gasoline  at  23  cents  2.76 

2  quarts  oil  at  15  cents  0.80 

Tires,  25  miles,  at  2  H  cents  0 .68 

Renew  machine  broom  $10,  every  6  days  1 .67 

Renew  squeegee  $30,  every  100  days  0.80 

Chauffeur  8.00 

Helper  2.00 

18  000  gal  water  at  4  cents  per  M  0 .72 


$6100 


$16.46  per  day. 

cords  of  Tests.  Nov.  27,  1916:  Time  actually  worked,  6J£  hr;  yardage 
ad,  74  181  sq  yd;  reduced  to  10-hr  day,  114  000  sq  yd;  cost  per  1000  sq  yd, 
4.  Nov.  28,  1916:  Time  actually  worked,  1%  hr;  yardage  covered,  88  608 
;  reduced  to  10-hr  day,  109  000  sq  yd;  cost  per  1000  sq  yd,  $0,151.  Remarks: 
ige  efficient  operating  speed,  3^  miles  per  hr;  capacity  of  tank,  900  gal;  effective 
t,  7H  ft;  gallons  per  1000  sq  yd,  165;  average  time  to  empty  tank,  26  min: 
ge  time  to  fill  tank,  7  min;  average  mileage  for  10-hr  day,  26. 
lit  Costs  of  Cleaning  Different  Types  of  Pavements.  The  cost  of 
ting  of  course  varies  with  the  character  of  pavement.  The  following 
i  were  compiled  from  special  tests,  cleaning  the  various  types  of  pave- 
ts  by  the  machine  broom  method  in  Philadelphia  in  1914.  These 
i  are  exclusive  of  the  cost  of  water: 

Table  HI. — Machine  Broom  Work  per  1000  Sq  Yd 


Granitb  Block 

Brick 

Wood 
Block 

Sheet- Abfhalt 

Traffic 

Traffic 

Traffic 

Traffic 

ivy 

Medium 

light 

Medium 

Light 

Medium 

Medium 

Light 

292 

$0,288 

$0,210 

$0,286 

$0,201 

$0,282 

$0,208 

$0,174 

le  annual  cost  per  square  yard  of  cleaning  in  the  different  cities  is  of  very  little 
b  unless  analyzed;  for  instance,  the  above  costs  of  cleaning  per  yard  per  year 
le  different  Boroughs  of  New  York  City  in  1914  compared  with  the  cost  of  clean- 
>er  yard  per  year  in  Philadelphia  show  that  the  cost  simply  varies  with  the  density 
affic  and  population  and  the  consequent  amount  of  cleaning  required.  The  cost, 
ie  Borough  of  Manhattan  is  necessarily  very  much  greater  than  the  cost  in  the 
nigh  of  Brooklyn  and  the  Bronx.  It  will  be  observed  that  the  cost  of  cleaning  in 
idelphia  has  considerably  increased  in  the  last  five  years.  This  is  entirely  due  to 
fact  that  there  never  was  enough  cleaning  provided  for  in  Philadelphia.  The 
of  cleaning  in  Philadelphia  in  1917  is  very  nearly  the  same  as  the  cost  of  cleaning 
lie  Borough  of  Bronx  and  Brooklyn,  New  York  City,  for  1914,  whereas,  in  order 
btaln  the  same  degree  of  cleanliness,  the  cost  should  be  somewhat  higher  in  Phil- 
phia  than  in  the  Boroughs  of  Brooklyn  and  the  Bronx. 
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Table  IV. — Average  Annual  Costs  per  Yard  of  Street  Cleaning  in  Hew  Tort 

and  Philadelphia 


New  York  City,  1914 

Borough  of  Manhattan 

Borough  of  Brooklyn 

Borough  of  Bronx 

Greater  New  York '. 

Philadelphia 

1913 

1914 

1915 

1916 

1917 


Ydof 
Pavement 

Coat  per  Mil 
of  Highway 

$0,806 

$6400 

0.092 

1562 

0.096 

888 

0.163 

8186 

0.068 

926 

0.065 

1062 

0.064 

1024 

0.069 

1104 

0.101 

1629 

Average  Annual  Costs  of  Street  Cleaning.  There  is  no  standard  for  the 
cost  of  cleaning  per  yard  per  year.  The  cost  is  usually  governed  by  the 
degree  of  cleanliness  required  in  the  different  cities  and  the  amount  of 
money  available  for  the  performance  of  the  work.  In  time  there  wal 
unquestionably  be  a  more  or  less  standard  degree  of  cleanliness  required 
in  all  of  our  cities,  and  until  such  time  arrives  the  cost  per  yard  per  year 
in  each  city  is  of  no  value  with  respect  to  the  efficiency  with  which  the 
work  is  performed  or  the  degree  of  cleanliness  obtained.  It  simply  indi- 
cates the  amount  of  money  expended  in  the  respective  cities  per  yard  per 
year  for  this  purpose. 

Per  Capita  Unit  Costs  of  Street  Cleaning.  Unlike  most  other  classes  of 
work  in  connection  with  which  it  is  possible  to  utilise  unit  cost  data  in 
interpreting  results  accomplished,  street  cleaning  does  not  afford  the  same 
possibilities.  This  is  due  largely  to  a  number  of  indeterminate  facton 
principal  among  which  is  the  lack  of  definition  of  the  relative  degree  of 
cleanliness  demanded,  the  condition  of  the  pavement,  the  use  of  equipment 
best  adapted  to  the  pavement  cleaned,  and  whether  the  service  is  performed 
under  the  contract  system  or  by  municipal  forces.  However,  in  Table  V 
unit  costs  for  street  cleaning  per  capita  per  annum  are  given,  having  been 
compiled  from  official  reports  from  the  cities  indicated: 

Table  V 


City 


Philadelphia 
Washington . 
Boston 
Cleveland..  . 
Detroit.  .  . . 
Cincinnati.. 


Year 


1916 
1916 
1915 
1914 
1912 
1914 


Estimated 
Population 


1725  000 
357  749 
755  905 
650  000 
6781000 
400  311 


Coat  per 
Capita 

per  Annum 


$0,714 
0.881 
0.729 
0.455 
0.580 
0.604 


Utilization  of  Street  Sweepings.     In  recent  years  a  number  of  claims 

have  been  made  relative  to  the  possibility  of  utilizing  street  sweepings 

*:1Uing  material  and  of  the  possibility  of  deriving  revenue  therefrom. 

?t  was  quite  fully  discussed  in  a  report  submitted  relative  to 
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fork  City  conditions.  The  facts  noted  indicate  substantially  the 
of  this  matter  in  1917.     This  report  states  that: 

b  often  asserted  and  as  frequently  denied  that  street  sweepings  have  a  con- 
e  value  as  fertiliser  for  agricultural  land.  Theoretically,  street  dirt  is  of  much 
s  a  fertiliser,  and  possibly  of  some  use  as  a  fuel,  but  the  practical  difficulties 
sing  its  useful  ingredients  are  too  great  to  make  it  of  substantial  benefit.  It 
ct  a  mixed  refuse  and  its  composition  varies  in  different  seasons  in  different 
id  in  different  parts  of  the  same  city.  The  elements  contained  in  the  sweepings 
a  of  fertilizing  value  are  nitrogen,  phosphoric  acid  and  potash.  The  quantities 
9  elements  found  in  street  sweepings  vary  within  quite  wide  limits*  and  are 
almost  wholly  from  the  animal  excrement.  It  is  difficult  to  place  any  fair 
value  on  the  nitrogen,  phosphoric  add  and  potash  contained  in  street  sweepings, 
t  the  market  price  of  these  elements  not  only  varies  at  different  times,  but  the 
i  which  each  is  found  modifies  its  value  for  fertilizing  purposes.  Probably 
►out  one-half  of  the  phosphoric  acid  is  in  a  soluble  form  immediately  available 
t  food.  A  rough  estimate  of  the  values  of  these  elements  in  1  ton  of  street 
Lgs  is  at  the  present,  as  follows: 

B.62  lb  nitrogen,  at  15  cents $1278 

B.40  lb  phosphoric  acid,  at  6  cents 420 

7.32  lb  potash,  at  5  cents 366 

Total $2064 

his  gross  value  must  be  deducted  the  cost  of  transporting  the  sweepings  to  the 
phere  they  are  to  be  used,  and  their  value  compared  with  other  fertilizers  also 
•e  considered.  The  great  bulk  of  the  gross  material  that  must  be  handled  is 
Bculty  in  attempting  to  utilize  these  sweepings  on  farm  lands,  since  nearly 
t  the  mass  is  inert  material.  Furthermore,  the  cost  of  distributing  the  street 
lgs  on  farms  is  disproportionate  to  their  value;  and,  under  usual  conditions, 
ags  are  a  far  less  economical  and  convenient  material  for  the  farmer  than  the 
rcial  fertilizers  to  be  had  in  the  market.  As  the  better  grade  of  street  sweep- 
ive  only  about  half  the  fertilizing  value  of  stable  manure,  ton  for  ton,  and  as 
coining  more  and  more  difficult  to  dispose  of  even  the  latter  material  to  farmers 
ice  that  will  cover  the  cost  of  delivery,  it  will  be  appreciated  how  hopeless  it 
xpect  any  successful  disposition  of  street  sweepings  in  this  way.  The  use  of 
(weepings  alone  for  filling  lands  has  been  condemned  by  many  sanitary  author- 
ecause  the  organic  matter  may  undergo  fermentation,  with  exhalation  of  am- 
or other  gases  deleterious  or  obnoxious  to  those  living  in  the  vicinity.  Where 
sweepings,  rich  in  organic  matter,  are  deposited  alone  in  large  masses,  there 
&  ground  for  serious  annoyance  and  possible  injury  to  health." 

6.  Administration  and  Organization  of  Street  Cleaning 

nicipal  Force  vs  Contract  System.  Street  cleaning  work  which 
its  very  nature  involves  so  many  more  or  less  irregular  operations 
ritated  by  the  constantly  -varying  traffic,  climatic,  atmospheric  and 
conditions  for  which  it  is  not  always  possible  to  fully  and  definitely 
ribe,  requires  constant  supervision  thru  personal  field  inspection  of 
ork  performed  by  each  gang  or  other  unit  of  the  organization.  This 
as  it  is  also  the  case  with  street  repairs  and  other  work  of  a  character 
>  it  is  not  possible  to  fully  and  definitely  specify  the  detailed  manner 
dch  the  work  shall  be  performed,  should  be  carried  on  by  municipal 
i  instead  of  by  the  contract  system.  This  necessity  is  emphasised  by 
onsideration  of  the  dual  overhead  charges,  disproportionate  to  the 
>f  the  work,  which  result  from  the  city  and  the  contractor  both  being 
red  to  maintain  separate  supervisory  inspection  forces,  each  of  which, 
ver,  perform  duplicate  service,  and  both  of  which  must  ultimately 
dd  for  out  of  municipal  funds.  Irrespective,  however,  of  the  system 
r  which  street  cleaning  work  is  performed,  there  are  certain  well- 
ad  fundamental,  administrative  and  engineering  considerations  w] 
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are  generally  recognized  as  governing  factors  in  the  successful  and  economical 
performance  of  the  work. 

Purposes  Sought  Thru  Organization.  In  planning  the  organization  of 
street  cleaning  work  by  contract,  the  following  purposes  should  be  sought: 

1.  The  consideration  of  street  cleaning  as  an  engineering  function  and  the  plaeng 
of  the  routine  supervision  work  under  the  control  of  district  engineers,  who  are  also 
charged  with  the  responsibility  of  the  construction  and  maintenance  of  the  pavements 
in  their  respective  districts,  Btreet  cleaning  being  an  important  part  of  the  maintenance 
of  pavements  and  should  be  controlled  by  the  same  organization. 

2.  The  classification  of  streets  and  roads  with  respect  to  the  necessary  frequent 
of  their  cleaning. 

8.  The  institution  of  specifications  that  indicate  in  a  definite  and  concise  manner 
the  quantity  and  character  of  work  to  be  performed;  the  minimum  force  and  character 
of  labor  and  equipment  required  in  the  work  and  the  most  approved  methods  of  its 
performance. 

4.  The  institution  of  a  schedule  of  deductions  from  the  contractor's  eompenaatica 
which  would  adequately  provide  for  all  derelictions  relative  to  labor  and  equipmeat 
required  but  not  furnished,  work  neglected  or  improperly  performed  and  other  vioir 
tions  of  the  specifications  that  tended  to  lower  the  standard  of  the  work  as  a  wfaofe. 

5.  The  inauguration  of  schedules  defining  definite  routes  to  be  followed  and  the 
character  of  equipment  to  be  employed  in  the  performance  of  the  work. 

6.  The  establishment  of  a  system  of  inspection  designed  to  give  the  bureau  as  cos* 
plete  control  as  is  possible  with  an  adequate  force  of  inspectors  over  the  numbs, 
condition  and  character  of  forces  and  equipment  employed  by  the  contractor,  la 
methods  of  operation  and  the  results  obtained. 

7.  The  adoption  of  a  modern  system  insuring  the  prompt  and  careful  investigatka 
of  all  reports  received  from  the  general  public  of  observed  instances  where  the  stred 
cleaning  work  was  neglected  or  not  properly  performed;  and  the  encouragement  d 
cooperation  on  the  part  of  the  public  in  reporting  all  matters  of  this  nature  ecamm 
to  their  attention. 

8.  The  installation  of  unit  cost  records  by  which  it  is  possible  to  determine  tfca 
actual  cost  to  the  contractor  of  the  field  work  performed,  which  materially  assists  b 
the  administrative  control  of  the  work,  and  serves  as  a  basis  upon  which  may  be  deter- 
mined the  fairness  of  the  prices  bid  by  the  contractors,  and  also  makes  possible  the 
comparison  of  costs  for  similar  work  in  different  localities  and  under  varying  eondhaoBs. 

9.  The  installation  of  report  forms  that  insure  a  detailed  and  accurate  recced  d 
performances,  forces  employed,  and  other  pertinent  data. 

10.  The  establishment  and  maintenance  of  standards  of  appearance,  including  tb 
uniforming  of  all  foremen  and  workmen,  and  the  periodical  painting  in  distmctni 
colors  each  type  of  equipment  used  on  street  cleaning  work. 

11.  The  encouragement  of  friendly  rivalry  among  the  several  contractors,  and  tsi 
promotion  of  esprit  de  eorpz  among  the  workmen  by  the  institution  of  an  awiwnT  pobftj 
inspection  and  parade  with  the  awarding  of  prizes  to  the  contractors  attaiamg  tfti 
highest  ratings  for  appearance  of  men  and  equipment. 

The  Administration  and  Organization  of  Street  Cleaning  in  Philndelnhai 

as  developed  by  the  author  while  Chief  of  the  Bureau  of  Highways  ad 
Street  Cleaning,  1912  to  1917,  will  illustrate  the  details  of  methods  required 
to  properly  control  this  work. 

Routine  Supervision.  The  regular  supervision  of  the  street  cleaning  work  *■ 
under  the  jurisdiction  of  the  several  district  engineers  who  also  had  charge  of  th 
collection  of  ashes,  rubbish  and  garbage  and  the  construction  and  maintenance  d 
pavements  in  their  respective  districts.  In  addition  to  maintenance  a  close  supervisis] 
over  the  field  inspection  work  performed  by  the  several  street  cleaning  inspector 
assigned  to  each  district,  and  making  adjustments  to  the  work  schedules  of  tho  oris 
or  manner  in  which  the  street  cleaning  work  should  be  performed,  the  district  eogiaw 
&lao  kept  in  touch  with  the  complaints  received  from  the  general  public  concerning  tsi 
*  •~mance  of  the  work. 

negation  of  Complaints.    In  all  branches  of  the  public  service  cooperatioa  <■ 
•t  of  the  citizens  jq  reporting  apparently  unsatisfactory  conditions  coming  to 
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ttention  is  generally  recognized  as  a  most  valuable  asset  toward  the  attainment 
1  conditions.  On  this  account  it  should  be  the  policy  not  only  to  invite  con- 
re  criticism  but  also  to  furnish  every  facility  for  so  doing.  Upon  the  receipt  of 
t  at  the  main  office  of  the  improper  or  non-performance  of  street  cleaning  work 
hould  be  originated  a  complaint  form  upon  which  is  indicated  the  location  and 
of  the  reported  conditions,  the  date,  the  name  and  address  of  the  complainant, 
Lai  number  of  the  complaint  and  the  district  number.  A  record  of  the  existence 
complaint  should  be  made  in  a  complaint  register  by  recording  the  complaint 
lumber,  the  name  or  address  of  the  complainant,  the  district  number  and  the 

the  complaints  transmitted  to  the  district  office  for  investigation.  Upon  receipt 
district  highway  office,  the  complaint  should  be  promptly  issued  to  an  inspector 
estigation  and  report.  In  instances  where  a  complaint  is  originally  received  by 
itrict  office  it  should  be  investigated  as  usual  and  in  the  meanwhile  the  main 
should  be  advised  by  telephone  of  its  existence  and  a  serial  number  assigned 

After  being  approved  by  the  district  engineer  the  complaint  forms  should  be 
ded  to  the  main  office.  aUpon  receipt  of  the  complaint  form  at  the  main  office 
en  entry  in  the  complaint  register  should  be  closed  out  by  entering  the  date  of 
mplaint's  return.  To  insure  that  no  complaint  investigation  is  neglected  for 
easonable  length  of  time  or  overlooked  the  complaint  register  should  be  checked 
>eek  and  all  complaints  for  which  final  reports  have  not  been  received  investigated. 
ord  Forms.  To  assist  in  the  administration  of  the  street  cleaning  work  the  f  ollow- 
cord  forms  were  provided:  (1)  Work  routine  schedules;  (2)  inspectors'  daily 
a;  (8)  district  engineers'  daily  reports;  (4)  special  test  unit  cost  data  reports; 
edal  test  unit  cost  data  summary  forms;  (6)  monthly  unit  cost  data  reports; 
mplaint  forms;  (8)  complaint  register  sheets. 

rk  Route  Schedules.  To  insure  that  the  street  cleaning  work  may  proceed  in 
y  sequence  and  with  a  minimum  of  lost  motion  and  the  least  inconvenience 
i  public,  work  or  route  schedules  should  be  compiled  outlining  the  work  of  each 
for  each  working  day  of  the  week.  These  schedules  indicate  the  identifying 
number  of  the  district,  route,  and  gang  to  which  they  apply,  the  character,  of 
ng  to  be  performed,  the  quantity  and  character  of  labor  and  equipment  to  be 
yed,  and  the  names,  limits  and  character  of  pavement  of  the  highways  to  be 
>d  The  number  and  limits  of  the  highways  included  in  any  specific  route 
ule  and  the  sequence  of  the  cleaning  was  based  upon  the  consideration  of  arrang- 
le  highways  to  be  cleaned  as  nearly  contiguous  as  possible  and  providing  for  a 
iy*s  work.  The  planning  of  up-to-date  and  economically  arranged  route  schedules 
xmsidered  to  be  a  very  important  feature  in  connection  with  the  efficient  per- 
dice  of  street  cleaning  work  and  on  this  account  the  district  engineers  were  required 
nly  to  personally  direct  their  preparation  but  also  to  assign  an  assistant  engineer 
ipector  to  constantly  keep  in  touch  with  the  manner  in  which  the  schedules  were 
d  out  to  determine  their  practicability  and  to  make  any  revisions  necessary, 
sectors'  Daily  Reports.  Each  inspector  assigned  to  the  supervision  of  street 
ing  work  was  required  to  submit  a  daily  report  to  the  district  office.  In  this 
t  was  indicated  the  following  data:  the  district  number;  the  date;  the  weather 
tions;  the  quantity  and  character  of  labor  and  equipment  in  each  gang  employed 
ten  of  the  several  classifications  of  cleaning  and  at  the  dumps;  the  condition  of 
niforms  and  equipment;  the  quantity  of  dirt  collected;  record  of  any  derelictions; 
;he  hours  during  which  the  inspector  was  on  duty. 

Strict  Engineers'  Daily  Reports.  From  the  several  inspectors'  daily  reports,  the 
ict  engineers  compiled  in  duplicate  a  daily  report.  Fig.  1,  for  each  street  cleaning 
ict,  indicating  in  composite  form  all  of  the  data  shown  in  the  daily  reports  of  the 
■al  inspectors  assigned  to  that  district.  The  original  copy  of  this  report  was 
irded  to  the  main  office  and  the  duplicate  copy  was  retained  in  the  district  office, 
lit  Cost  Records.  To  assist  in  the  administrative  control  of  the  street  cleaning 
;  and  to  furnish  data  by  which  may  be  determined  the  degree  of  efficiency  of  the 
wroance  of  the  work,  there  should  be  compiled  for  each  district  a  monthly  report, 
2,  indicating  the  unit  costs  for  each  character  of  street  cleaning  work  performed. 

report  should  be  compiled  from  the  force  employed  and  dirt  collected  data  con- 
Mi  in  the  monthly  summary  and  the  record  of  the  yardages  cleaned  as  indicated 
tie  route  schedules.  In  detail,  this  report  indicates  for  each  character  of  street 
sing  the  total  cost,  the  area  and  unit  costs  both  in  terms  of  1000  sq  yd  of  pavement 
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1  and  1000  en  yd  of  dirt  collected.  When  more  refined  data  is  desired  for  either 
•ring  or  administrative  purposes  special  test  cost  data  should  be  collected  and 
ed  in  the  main  office.  This  special  test  cost  data  taken  collectively  should 
nach  highways,  types  of  pavement  and  classes  of  cleaning  at  such  seasons  as  are 
sred  to  be  typical  of  the  conditions  prevailing  throughout  the  city  during  the 

year.  For  each  street  cleaned  during  these  special  investigations  the  cost 
sport  should  contain  the  district  number,  date,  the  classification  of  the  cleaning, 
me  and  limits  of  the  highways  cleaned,  the  length,  width  and  area  in  square 

the  surface  cleaned,  the  weather  conditions,  the  character  and  condition  of  the 
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tnent  cleaned,  the  volume  of  the  traffic,  classified  as  either  light,  medium  or  heavy, 
haracter,  quantity  and  time  of  each  class  of  labor  and  equipment  employed,  the 
tity  in  gallons  of  water  used,  the  quantity  in  cubic  feet  of  dirt  removed,  and 
ispector's  name.  These  reports  should  be  submitted  to  the  main  office  where  the 
□nation  they  contain  can  be  transferred  to  a  coat  data  summary,  one  summary 
I  maintained  for  each  classification  of  cleaning,  which  should  contain  in  composite 
the  total  area  of  the  highways  cleaned,  the  costs  per  1000  sq  yd  of  pavement 
ted  in  time  and  money  of  each  class  of  labor  and  equipment  employed,  and  the  total 
i tity  of  gallons  of  water  used  and  dirt  collected  per  1000  sq  yd  of  pavement  cleaned. 
ibor.  It  should  be  required  that  all  employees  engaged  on  street  cleaning  work 
loroly  able-bodied  and  capable,  both  physically  and  mentally  of  performing  their 
as  in  a  satisfactory  manner,  and  able  to  speak  English  satisfactorily. 
ftiforms  of  Employees.  It  is  universally  conceded  that  the  general  effect  of  uni- 
ting any  working  force  is  to  not  only  increase  the  efficiency  of  the  work  thru  promot- 
tsprit  de  corps  among  the  workers,  but  also  to  visualize  to  observing  persons  that 
rtaln  sense  of  order  prevails  in  the  organization.  These  considerations  are  always 
rable,  but  especially  so  in  connection  with  the  municipal  public  service.  All  of 
supervisory  and  working  forces  should  be  uniformed.  Each  superintendent  or 
man  was  required  to  wear  a  dark  gray  uniform,  consisting  of  a  coat,  tro»- 
All  other  employees  were  provided  at  all  times  with  at  least  two  suit 
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uniforms,  consisting  of  coat  and  trousers.  During  the  months  of  June,  July,  Aug. 
Sept.  the  blockmen  and  gangmen  were  allowed  to  omit  coats,  provided  a 
of  an  approved  type  was  worn  and  suspenders  omitted  in  favor  of  belts.  I>uri&g 
same  months  foremen  and  drivers  were  also  allowed  to  omit  coats  provided  ■ 
type  of  shirt  of  the  same  color  as  the  uniform*  and  belt  were  worn.  Driven 
approved  type  of  brown  canvas  hat  in  the  summer  and  a  brown  cap  during 
All  other  employees  were  provided  with  a  white  helmet  for  summer  wear  and 
cap  for  winter  wear.  All  uniforms  were  required  to  be  maintained  in  a  d 
and  all  employees  wearing  wash  uniforms  were  required  to  appear  in  a  dean  umfflca 
on  each  Monday  morning.  As  a  means  of  identification  each  employee  should  wear 
at  all  times  a  badge  on  his  hat  or  cap  having  indicated  thereon.  Bureau  of  Hfehwmys— 
D.P.W.,  and  also  the  identifying  number  of  the  street  cleaning  district.  Each  em- 
ployee should  also  be  provided  with  a  three-quarter  length  rubber  coat,  rubber  his 
boots  and  rubber  hat  to  protect  them  while  working  during  inclement  weather. 

Working  Hours.  The  working  hours  should  be  from  7  A.M.  to  12  M.  and  frost 
1  P.M.  to  6  P.M.,  except  during  the  months  of  Nov.,  Dec.,  Jan.  and  Feb.,  when  dot 
to  darkness  the  work  should  be  discontinued  at  5  P.M.  It  is  desirable  in  the 
district  to  perform  all  street  cleaning  work  at  night  except  during  the  winter 

Annual  Inspection  and  Parade.  In  order  to  encourage  friendly  rivalry 
several  superintendents  and  to  promote  esprit  de  corpa  among  the  employees,  sad 
especially  to  afford  the  general  public  an  opportunity  to  judge  whether  a  proper 
standard  is  being  maintained,  there  should  be  an  annual  public  inspection  of  the  labor 
and  equipment  of  each  of  the  several  districts.  This  annual  inspection  should  be  in  tat 
form  of  a  parade,  and  when  a  clean-up  week  campaign  is  to  be  held  it  is  very  desirable  to 
have  the  parade  just  prior  to  clean-up  week  as  a  means  of  advertising  the  event.  Ob 
this  occasion  each  district  should  be  required  to  have  both  the  uniforms  and  oundlUaa 
of  the  equipment  present  the  most  creditable  appearance  possible. 

COLLECTION  AND  DISPOSAL  OF  ASHES,  RUBBISH 

AND  GARBAGE 

7.    Collection  and  Disposal  of  Waste 

Sanitary  and  Economic  Considerations.  The  main  factors  which  govern 
the  methods  of  collection  of  ashes,  rubbish  and  garbage  are  sanitary  and 
economic  considerations.  The  sanitary  considerations  require  that  the* 
waste  materials  be  collected  with  sufficient  frequency  and  disposed  of  m 
a  manner  not  prejudicial  to  the  publie  health.  The  economic 
tions  relate  exclusively  to  the  methods  of  collection  and  disposal,  the 
cipal  methods  being  the  separation  method  and  the  mixed  method.  Hw 
separation  method  consists  in  the  separation  of  ashes,  rubbish  and  garbag* 
by  the  householder,  their  storage  in  separate  receptacles  and  collection  by 
the  municipal  collectors  in  separate  vehicles,  while  the  mixed  method  con- 
sists in  the  storage  of  these  waste  materials  in  the  same  receptacle  and  their 
subsequent  collection  in  the  same  vehicle.  Both  of  these  methods  an 
sanitary.  But,  from  an  economic  standpoint,  in  most  of  the  cities  in  the 
United  States  the  separation  method  is  the  least  expensive.  In  many 
instances,  in  European  cities,  this  is  not  so;  the  reason  probably  being,  as 
statistics  show,  that  there  is  about  four  times  as  much  rubbish  and  garbage 
placed  out  for  collection  in  this  country  as  there  is  in  Europe.  Cons** ; 
quently,  there  would  be  more  revenue  derived  from  the  disposal  or  reclaa>  | 
ation  of  these  materials  when  collected  separately,  than  there  would  be 
in  Europe.  Furthermore,  most  of  the  cities  in  the  United  States  are  growing 
rapidly  and  afford  considerable  opportunity  for  the  advantageous  use  of 
ashes  as  a  filling  material  either  in  grading  the  streets  or  in  reclaiming 
lowlands,  etc.  Therefore,  it  may  be  stated,  that  in  most  cities  in  the 
^d  States  the  separation  of  waste  materials  and  the  disposal  of  garbage 
reduction  method,  the  reclaiming  of  rubbish  thru  modern  rubbish 
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sal  plants  and  the  utilization  of  ashes  for  filling  material  is  the  most 
mical  method  of  handling  this  problem.  In  many  of  the  European 
,  where  there  is  very  little  use  for  ashes  as  a  filling  material  and  it  is 
ossible  to  derive  much  revenue  from  the  reclamation  of  rubbish  and 
,ge  on  account  of  the  relatively  small  quantities  placed  out  for  collection, 
ixed  incineration  method  of  waste  disposal  is  probably  the  most  economi- 
There  is  no  question,  however,  that  the  mixed  incineration  method  is 
Qost  convenient  to  both  the  householder  and  the  municipality,  as 
■rery  difficult  to  educate  the  people  to  separate  waste  materials,  and,  as 
tter  of  fact,  the  only  way  to  insure  the  separation  of  waste  materials 
m  the  rigid  and  continuous  enforcement  of  the  laws  by  the  police. 
isaifications  of  Domestic  and  Trade  Wastes*  The  several  general 
^cations  of  domestic  and  trade  wastes  and  the  character  of  the  ma- 
is  included  in  each  may  be  enumerated  and  defined  as  follows: 
hks,  which  includes  ashes  in  an  amount  of  400  lb  per  week  per  building 

coal  or  other  fuel,  and  floor  sweepings  such  as  may  accumulate  in 
action  with  the  ordinary  conduct  of  dwellings. 

tbbish,  which  includes  all  discarded  materials  from  residences  and, 
reasonable  amount,  from  places  of  business,  such  as  bottles,  paper, 

bedding,  furniture,  clothes,  shoes,  leather,  carpets,  broken  glass, 
eery,  cane,  metals,  rubber,  Christmas  trees  and  decorations,  shrubs, 
i,  grass  and  leaves,  in  a  reasonable  quantity  from  each  building  each 
:  and  also  the  contents  of  highway  rubbish  receptacles. 
iRBAQE,  which  includes  all  refuse  of  animal  and  vegetable  matter,  which 
3een  used,  or  was  intended  to  be  used,  as  food  for  human  consumption, 
all  dead  animals,  or  parts  thereof,  not  intended  to  be  used  as  food, 
reasonable  quantity  from  each  home  or  other  non-commercial  building 
not  exceeding  1  bushel  from  each  store  or  stand  each  collection  day. 
iadb  Waste,  which  includes  earth,  sand,  brick,  stone,  lumber,  plaster, 
paper  and  any  other  material  or  sweepings  that  result  from  building 
ations,  fruits  or  other  vegetable  matter  from  wholesale  dealers;  and 
age  exceeding  1  bushel  in  quantity,  or  oyster  or  clam  shells  from 
turants,  hotels  or  other  places  of  business. 

r  Capita  and  Total  Annual  Production  of  Waste.  In  considering  the  per  capita 
anum  production  of  waste  this  term  will  be  assumed  to  include  only  the  house- 
or  domestic  waste  materials,  such  as  ashes,  rubbish  and  garbage.  Due  to  the 
ice  of  a  uniform  system  of  keeping  municipal  records  and  the  different  methods 
rvice  operations  employed  it  is  not  possible  to  obtain  extensive  or  altogether 
>le  data  from  many  municipalities.  Several  of  the  larger  cities  are  maintaining 
da  which  will  give  this  data,  and  it  is  expected  that  such  a  practice  will  become 
iraaL    Table  VI  has  been  complied  from  official  reports: 

Table  VI 


City 

Year 

Estimated 
Population 

Pounds  per  Capita  pbb 
Annum 

Ashes 

Rubbish 

Garbage 

York  City,  Boroughs 
Manhattan,     Brook- 
l  and  Bronx 

1916 
1916 
1916 
1916 
1914 

4  655  668 

1  725  000 
357  749 
755  905 
400  311 

•  •  •  • 

773 
416 
936 
689* 

•  •  • 

86 
97 

m   m   ■ 

210 
260 
292 
208 

•his  is  a  composite  value  for  ashes  and  rubbish  combined. 
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'.r  to  give  a  comprehensive  Idea  of  the  fluctuation  In  the  quantltW  of  inaat 
collected  during  the  aaveral  months  of  the  year,  the  curvee  fa  Fig.  3  w*  ahum 
ireaent  the  tiuantitiw  of.  uba,  rubbiah,  garbage,  end  (treat  dirt  coUeeted  and 
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Fig.  3.    Waeta  Collected  Dt 
disposed  of  in  Philadelphii 
illuetrative  o(  the  average 

tlcularly  noted  that  rubb 


1916  in  Philadelphia 


ring  the  year  1916.  Thete  curv 
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naterielly  di 

Per  Capita  Unit  Cotti  of  Waate  Collection  and  Diipoaal.     The  unit 
ir  the  collection  and  diapoaal  ol  aahea,  rubbish  and  garbage,  will  t 
Table  VII 


Year 

Eatmated 

Unit  Costs  per  Capiti  m  Awtrra 

City 

Aaha* 

Aabei 
and 
Rubbiah 

Rubbish 

Garten* 

Chicago 

1912 
1916 
1914 
1912 

2  287  520 

36T  749 

604  000 
400  311 
678  000 

o'.'m 

O.BOS 

|o. ssi* 

0.816* 
.807* 

0.079 
0.0H 

m 

.Hi 

values  for  ashes  and  rubbilh 
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fag  to  the  method  of  disposal  employed  and  whether  the  service  is  performed 
the  contract  system  or  by  municipal  forces.  The  lack  of  a  uniform  and  adequate 
i  of  records  makes  it  difficult  to  obtain  reliable  data  for  the  purpose  of  inter- 
mparison.  Table  VII  has  been  compiled  from  official  reports. 
ght  per  Cubic  Yard  of  Waste  Materials.  Since  1910  a  number  of  investigations 
een  made  to  determine  the  average  weight  per  cubic  yard  of  the  different  classes 
MStic  waste.  Probably  the  most  extensive  investigation  of  this  character  was 
sted  in  the  District  of  Columbia  in  1915  by  Irvin  S.  Osborn.  Based  upon  41 
i  of  the  weight  and  volume  of  rubbish,  the  average  weight  of  rubbish  was  found 
201.4  lb  per  cu  yd,  while  the  maximum  weight  observed  was  386.8  lb  per  cu  yd 
le  minimum  weight  180.0  lb  per  cu  yd.  A  number  of  studies  have  also  been 
in  Philadelphia  with  the  result  that  the  following  weights  in  pounds  per  cubic 
irare  determined  upon:  Ashes,  1100;  rubbish,  220;  garbage,  1100;  street 
160. 

lection  of  Trade  Waste.  In  connection  with  the  municipal  collection 
iste  materials,  the  classification  generally  known  as  trade  waste  is 
ded  to  include  all  waste  materials  that  result  from  distinctly  industrial 
mmercial  activities.  While,  in  the  interest  of  public  health  and  safety 
fire  hasard,  it  is  considered  to  be  properly  a  municipal  function  to 
:t  and  dispose  of  all  waste  materials  resulting  from  the  ordinary  conduct 
>mee  and  minor  places  of  business,  yet  it  has  never  been  considered 
able  to  the  tax  payers  at  large  to  include  as  a  public  duty  such  waste 
rials  as  are  produced  thru  the  operation  of  business  enterprises. 
Philadelphia,  it  is  not  the  policy  to  collect  or  dispose  of  so-called  trade  waste 
nicipal  expense.  The  few  instance  that  may  possibly  be  regarded  as  exceptions 
s  principle  are  in  the  case  of  garbage  from  retail  stores,  which  is  collected  in  a 
ity  not  to  exceed  one  bushel,  and  the  concession  which  requires  the  contractor 
eive  and  dispose  of,  when  delivered  to  his  disposal  plant,  decayed  vegetables  or 
from  wholesale  dealers  without  cost  to  party  delivering  it. 
dneration  Method  of  Mixed  Waste  Disposal.  In  general  the  incinera- 
method  of  mixed  waste  disposal  may  be  described  as  follows:  The 
d  waste,  which  may  include  ashes,  rubbish  and  garbage,  is  hauled  to 
lisposal  plant  and  dumped  from  the  vehicles  into  hoppers  from  which 
transported  by  belt  conveyors  to  the  upper  floor  of  the  disposal  plant 
e  it  is  discharged  into  large  tanks  or  silos.  The  bottoms  of  the  silos 
ist  of  a  large  mesh  inclined  grate,  which  moves  rapidly  back  and  forth. 
device  enables  the  material  to  be  fed  uniformly  and  without  compres- 
thru  the  conduits  into  the  incinerating  furnaces.  The  incinerating 
aces  consist  of  air-tight  insulated  steel  cylinders  reinforced  with  thick 
brick  walls  and  arched  tops.  The  grate  on  which  the  material  to  be 
terated  rests  is  turned  continuously  and  carries  with  it  in  rotation 
tically  the  entire  charge  of  rubbish.  Some  grates  are  conical  and  this 
i  of  grate  has  the  advantage  of  giving  larger  grate  surface  for  the  dis- 
ltion  of  the  charge  and  also  serves  to  properly  direct  the  air  currents, 
:h  insures  better  combustion.  The  revolving  grate  insures  constant 
ition  of  the  charge  thus  insuring  the  displacement  and  ejection  by 
ns  of  gravitation  of  the  ashes  and  clinkers  as  quickly  as  the  combustible 
lent  of  the  waste  has  been  consumed.  Directly  beneath  the  incinerating 
aces  are  large  hoppers,  which  receive  the  ashes  and  clinkers  ejected 
i  the  furnaces.  These  hoppers  are  equipped  with  controlled  outlets, 
;h  permit  of  their  contents  being  discharged  into  vehicles  or  cars  by 
3h  it  may  be  removed  from  the  plant.  Generally  speaking,  the  handling 
he  waste  from  the  time  it  enters  the  plant  until  it  leaves  in  the  form 
shes  and  clinkers  is  automatic  and  requires  very  little  labor  except  that 
sssitated  by  periodic  inspections  to  insure  that  the  equipment  is  operat- 
properly.    However,   the  furnaces  lequire  constant  attention.    The 
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heat  generated  in  the  incinerating  furnaces  is  conveyed  thru  flues  to  boilers 
usually  of  the  water  tube  type  where  steam  is  generated,  which  in  tun 
furnishes  steam  and  electric  energy,  for  heat,  light  and  power  purposes  at 
the  plant  or  elsewhere.  In  practically  all  situations  where  either  part  or 
all  of  the  waste  is  disposed  of  by  the  incineration  method,  there  is  the 
same  opportunity  to  produce  more  or  less  steam  or  electric  power  for  sab. 
Considerable  experimenting  also  has  been  carried  on  for  the  purpose  erf 
utilising  the  furnace  product,  which  is  known  as  clinker.  To  a  limited 
extent  clinker  has  been  used  in  making  bricks  and  as  an  aggregate  in  cement- 
concrete  work,  but  no  appreciable  amount  of  revenue  has  been  obtained 
from  the  utilization  of  this  material. 

8.    Collection  and  Disposal  of  Ashes 

Collection  of  Ashes;  practice  recommended  for  Philadelphia  by  the 
author.  Ashes  should  be  collected  from  each  home  once  each  week  and 
on  a  day  separate  from  that  on  which  rubbish  is  collected.  The  house- 
holder should  be  required  to  deposit  the  ashes  in  tight  receptacles,  preferably 
metal,  upon  the  sidewalk  near  the  curb.  The  total  weight  of  any  one 
receptacle  and  contents  should  not  exceed  150  lb  and  the  total  quantity 
of  ashes  that  will  be  removed  from  any  building  should  not  exceed  400 
lb  per  week.  When  more  than  one  building,  as  in  the  case  of  a  row  of 
apartment  dwellings,  is  heated  from  a  central  heating  plant,  the  amount 
of  ashes  that  will  be  removed  should  not  exceed  an  amount  equal  to  400  lb 
for  each  building  so  heated.  If,  however,  the  heating  plant  is  in  a  building 
constructed  and  used  exclusively  as  a  heating  plant,  only  400  lb  of  ashes 
should  be  removed  by  the  contractor.  It  should  be  required  that  the 
contents  of  receptacles  be  emptied  in  the  collection  vehicles  without  spilling, 
and  the  receptacles  returned  to  the  sidewalk  near  the  curb  line,  carefully 
and  without  injury,  Each  ash  collection  route  should  be  under  the  direct 
supervision  of  a  foreman,  employed  by  the  contractor  and  whose  duties 
should  be  confined  exclusively  to  that  route.  The  contractor  should  be 
required  to  furnish  a  sufficient  number  of  laborers  and  vehicles  to  sweep 
up  and  remove  from  the  streets  all  ashes  blowing  or  spilling  from  the  re- 
ceptacles, and  this  force  should  be  required  to  operate  at  a  distance  of 
not  more  than  one  block  behind  the  collecting  forces.  Ashes  should  be 
conveyed  to  the  dumps  by  vehicles,  barges  or  trolley  cars,  the  latter  two 
being  loaded  by  gravity  from  the  collecting  vehicles  in  especially  constructed 
loading  stations. 

Use  of  Ashes  as  Filling  Material.     Clean  ashes  may  be  utilised  in  the 
grading  of  highways  and  filling  in  of  municipally  owned  lowlands  and  also 
j    private  property  upon  which  conditions,  such  as  mosquito-breeding  pools, 
have  been  formally  declared  to  constitute  a  nuisance. 

Dumps  for  Ashes.    See  Art.  9. 

Calorific  Analysis  of  Ashes.    As  there  is  apparently  little  prospect  of  domestic 
ashes  being  utilized  in  the  immediate  future  except  as  a  filling  material,  it  is  rather 
unnecessary  to  investigate  into  its  mechanical  or  chemical  composition.     Due,  how- 
ever, to  the  fact  that  ashes  constitute  a  considerable  portion  of  the  domestic  waste 
material  which  is  disposed  of  in  a  number  of  cities  by  the  mixed  incineration  method 
it  is  desirable  that  the  calorific  or  combustible  value  of  ashes  be  known.     In  order 
to  determine  some  such  data  45  samples  of  domestic  ashes  were  recently  analysed  by 
the  Bur.  of  Mines,  U.  S.  Dept.  Int.,  with  the  average  results  given  in  Table    VOT. 
""lreting  this  data  it  should  be  noted  that  cinder  and  dust  are  arbitrary  dasnfi- 
^esignating  respectively  the  larger  particles  and  the  finely-divided  material 
tectively  constitute  ashes  and  have  been  separated  by  sifting. 
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Percent- 
age 
of 

Weight 

Moisture 

Dry  Material 

British  Thermal 

Units  as 
Obtained  From 

erial 

Volatile 
Matter 

Fixed 
Carbon 

Ash 

Sample 
Tested 

Equiv- 
alent 
Weight 
of  Dry 
Coal 

61.4 
48.6 

2.05 
4.66 

8.58 
5.09 

51.10 
15.99 

45.80 
78.87 

7868 
2876 

7982 
8074 

9.  Collection  and  Disposal  of  Rubbish 

lection  of  Rubbish;  practice  recommended  for  Philadelphia  by  the 
r.  Rubbish  should  be  collected  from  each  home  or  other  building 
a  week  and  on  a  day  separate  from  that  upon  which  ashes  are 
ted.  In  the  interest  of  clean  streets,  householders  should  be  en- 
ged  to  store  rubbish  while  waiting  collection  within  their  premises  and 
d  be  required  to  display  in  some  conspicuous  place  on  the  removal 
a  notice  card  containing  the  inscription,  Call  for  Rubbish,  furnished 
le  contractor,  indicating  that  rubbish  is  upon  the  premises  awaiting 
val.  All  rubbish  should,  however,  be  stored  at  a  point  on  the  premises 
Ly  accessible  to  the  collector.     Whether  stored  within  the  premises 

the  footway,  the  secure  bundling  of  rubbish  or  the  use  of  bags  or  other 
ble  tight  receptacles  should  be  required  in  order  to  prevent  the  rubbish 
;  scattered  on  the  highways.  The  contractor  should  be  required  to 
sh  a  sufficient  number  of  laborers  and  vehicles  to  sweep  up  and  remove 

the  streets  all  rubbish  blowing  or  spilling  from  the  receptacles  and 
force  is  required  to  operate  at  a  distance  of  not  more  than  one  block 
id  the  collecting  forces.  Rubbish  should  be  conveyed  to  the  dumps  by 
r  vehicles,  barges  or  trolley  cars,  the  latter  two  being  loaded  by  gravity 

the  collecting  vehicles,  in  especially  constructed  loading  stations. 
:  the  collection  vehicles  are  loaded  with  rubbish,  it  should  be  required 
they  be  taken  at  once  to  the  dump  and  if  not  reclaimed  within  24  hr 
jafter,  disposed  of,  either  by  burning  or  by  covering  with  clean  earth 
shes,  so  as  to  eliminate  the  possibility  of  its  becoming  a  nuisance  by 
;  blown  over  the  adjacent  properties, 
imps  for  Ashes  and  Rubbish.     All  rubbish  dumps  should  be  provided 

standard  fire  hydrant  connection  and  sufficient  hose  to  reach  all 
ions  of  the  dump.  Both  ash  and  rubbish  dumps  should  be  operated 
1  times  in  the  manner  as  required  by  the  Bureau  of  Health.  All  dumps 
Id  be  frequently  inspected  to  insure  that  they  are  being  operated  in 
nitary  manner  and  with  due  regard  to  minimizing  fire  hazards. 
nbbi8h  Disposal  Plant.  Aside  from  lessening  the  cost  of  the  collection 
ice  thru  the  profits  accruing  from  the  systematic  reclamation  of  such 
le  materials  as  have  a  commercial  value,  the  establishment  of  rubbish 
osal  plants  would  relieve  the  nuisances  which  exist  in  the  form  of  rubbish 
ips  thruout  the  outlying  sections  of  a  city,  where  it  is  frequently  very 
cult  to  maintain  sanitary  conditions  and  also  to  entirely  eliminate  the 
hazard,  both  of  which  conditions  are  an  injustice  and  consti*- 
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Table  IX 


menace  to  the  health  and  property  'of  the  citizens  living  in  the  vicinity  of 
these  dumps.  In  general  it  may  be  stated  that  approximately  50%  of 
all  household  rubbish  consists  of  reclaimable  material  or,  in  other  words, 
material  that  can  be  recovered  and  sold  to  produce  revenue.  The  reclama- 
tion method  of  rubbish  disposal  such  as  is  employed  in  most  of  the  modem 
plants  may  be  briefly  outlined  as  follows:  The  rubbish  is  hauled  in  the 
collection  vehicles  onto  an  elevated  platform  at  the  disposal  plant  sad 
dumped  into  bins  alongside  of  which  are  located  belt  conveyors.  The 
rubbish  is  raked  onto  the  conveyor  as  fast  as  required.  The  conveyor 
then  passes  thru  a  long  horizontal  channel  on  either  side  of  which  are 
stationed  a  sufficient  number  of  pickers  to  pick  out  what  is  termed  the 
reclaimable  or  saleable  materials.  Each  picker  is  assigned  to  pick  out  • 
certain  kind  of  material ;  for  instance,  one  picker's  duty  will  be  to  pick  out 
the  glass  bottles,  another  the  rags,  another  the  metals  and  another  paper*, 
etc.  The  worthless  material  is  allowed  to  remain  on  the  conveyor,  whkfc 
carries  it  to  the  incinerating  furnaces  where  it  is  destroyed. 

Mechanical  Analysis  of  Rubbish.    Comparatively  few  investigations  have  bea 
made  of  the  mechanical  composition  of  domestic  rubbish.     This  is  due  to  the  fed 

that  such  data  is  seldom  sought  except  a 
connection  with  consideration  of  a  dispaaj 
-    plant  problem  and  relatively  few  muaia- 
pal  rubbish  disposal  plants  are  operatei 
f^nL     i*  the  United  States.    One  of  the  me* 
or  weight     exteD^ye  investigations  of  this  characur 
was  conducted  under  the  supervision  d 
Irvin  S.  Osborn  in  the  District  of  Cotast- 
bia,  during  a  period   of  8  months,  Not, 
1914,  to  Aug.,  1916,  inclusive,  and  the  re- 
sults of  the  mechanical  analysis  of  16*44 
cu  yd  of  domestic  rubbish,  having  a  weigfet 
of  82  926  lb,  collected  during  that 
was  as  given  in  Table  IX. 

Calorific  Analysis  of  Rubbish.  In 
nection  with  the  consideration  of  the 
incineration  method  of  domestic 
disposal,  it  is  essential  that  the  calorifie  or 
combustible  value  be  known  of  the  pre- 
dominating materials,  which  collectively 
constitute  approximately  one-third  of  tat 
volume  of  all  household  or  domestic  wests. 
In  order  to  make  available  some  data  of 
this  character,  the  Bur.  of  Mines,  U.  S. 
Dept.  Int.,  made  a  number  of  calorific 
analyses  of  rubbish  as  collected  and  it  mi 
found  that  1  lb  of  rubbish,  including  dirt, 
metals,  glass  and  other  nonoombustih* 
materials  yielded  6600  British  thermal  uaia 


Material 


Books 

Bottles 

Cardboard 

Dirt 

Enamel  ware. . . 

Excelsior 

Glass 

Leather 

Linoleum. 

Matting 

Mattresses 

Metals 

Newspapers.  . 
Paper,  manila, 
Paper,  mixed. 

Rags 

Rubber , 

Screenings. .  .  . 

Straw 

Tinware 

Wood 


Total. 


3.23 
8.44 
9.21 

10.12 
0.28 
0.42 
4.26 
0.82 
0.16 
1.12 
0.93 
1.04 

16.03 
9.69 
6.32 
6.32 
0.19 

11.13 
0.06 
8.83 
3.42 


100.00 


as  compared  with  11  000  British  thermal  units  yielded  by  1  lb  of  dry  coaL 
were  also  made  of  two  samples  each  of  the  predominating  combustible  materials 
the  results  given  in  Table  X. 

Selling  Prices  of  Materials  Reclaimed  from  Rubbish.  During  the  period,  1914  fit 
1917,  the  prices,  obtained  for  sorted  scrap  and  waste  materials  have  risen  steadily  des 
largely  to  conditions  brought  about  by  the  European  War.  In  some  instances  the* 
prices  have  advanced  so  high  as  to  warrant  their  being  considered  abnormal  and  w* 
suitable  for  purposes  of  comparison  when  normal  conditions  shall  have  been  raftered. 
For  this  reason  the  data  here  indicated  has  been  taken  from  the  annual  report  of  tee 
Division  of  Street  Cleaning,  Department  of  Public  Service,  City  of  Cleveland,  for  tat 
1914,  for  which  year  the  prices  may  be  considered  as  practically  normal.    Tat 
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terial 


oaxd. . . 

ior . . . . 

ar 

urn 

VAsb^Vmp  •  •  • 

Q* 

mper. . 

,  manila 

,  mixed 

er 

lings.. . 


Moisture 


4.40 
7.24 
6.00 
8.67 
2.70 
8.70 


Dry  Mathrial 


Vola- 
tile 
Matter 


71.20 
74.72 
80.30 
84.89 
20.20 
22.27 
88.60 
92.76 
72.80 
78.64 
65.80 
75.40 
82.41 
86.90 
87.41 
88.90 
89.12 
84.80 
86.85 
89.90 
94.39 

78!i6 
83.11 
87.60 
87.78 


Fixed 
Carbon 


6.10 
4.88 

10.40 
9.88 
9.10 
3.87 

10.40 
6.80 

17.70 

11.18 
6.80 

18.60 
8.08 

10.00 
7.84 
8.60 
8.14 

10.70 
9.60 
8.80 
2.46 

•    •    ■    a    ■ 

11.40 

9.08 

11.00 

10.22 


Ash 


28.70 

20.40 

9.30 

6.28 

70.70 

73.86 

1.10 

0.44 

10.00 

10.18 

27.40 

6.10 

9.51 

3.10 

4.75 

2.50 

2.74 

4.50 

8.55 

1.80 

8.16 

47.60 

10.60 

7.81 

1.30 

2.00 


Sulphur 


0.35 
0.08 
0.15 
0.16 


British  Thermal 

Units  as 

Obtained  prom 


Indi- 
cated 
Mater- 
ial 


5400 

7164 

3661 

7863 

8240 
6266 

•  •  •  • 

•  •  •  • 

7486 
7626 
6867 
7312 

•  •  •   ■ 

6483 
7721 


Equivalent 

Weight 
of  Dry  Coal 


(5630 

\6821 

^430 

7883 

4261 

,3802 

J  8680 

\8676 

J  8530 

\9189 

8310 

7430 

6978 

8230 

8196 

7840 

8379 

7910 

7562 

7410 

7818 

6620 

6910 

7201 

8910 

8536 


indicated  in  Table  XI  are  for  sorted  materials  recovered  from  domestic  rub- 
n  the  municipal  rubbish  disposal  plant. 


Collection  and  Disposal  of 
Garbage 

Election  of  Garbage.  It  should 
equired   that  all    receptacles 

for  the  storage  of  garbage 
i  awaiting  collection  be  dur- 
,  watertight  and  covered  and 
jrably  made  of  metal,  and 
the  receptacles  be  stored  in 
ie  place  in  the  yard  where 

are  not  likely  to  be  over- 
ed  by  passing  traffic  and  will 
-eadily  accessible  to  the  col- 
>r.  The  collectors  should  be 
lired  to  remove  the  entire  con- 
s  of  each  receptacle,  replace  the 
>r  and  transfer  the  garbage  to 
removal  vehicle  in  a  water-tight 
ptacle.  It  should  be  required 
;  garbage  removal  vehicles  be  at 


Table  XI 


Material 

Selling  Price 

Barrel*.  , 

$0.0025  to 
0.0050  to 

5.6000  to 

5.6000  to 
12.0000  to 

$0 .  1029  each 

Bottles: 

Milk 

Mixed 

Sorted 

Syphon 

Glass 

0.0050  each 
0.0050  each 
6.0000  ton 
0.0076  each 
0.1000  each 
0.0023  1b 

Jugs,  earthenware 
Metals: 

Paper 

0.0100  each 

0.0660  1b 
4.6000  ton 
0.1150  1b 
8.1000  ton 
0.0300  1b 
5.7600  ton 

Rags 

18.5000  ton 

Rubber: 

Hose 

Mixed 

0.00251b 
0.0400  1b 
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least  half  covered  while  being  loaded  and  fully  covered  while  in  transit.  AH 
garbage  from  buildings  where  a  contagious  disease  exists  should  be  collected 
separately  from  other  garbage  and  in  vehicles  specially  provided  for  the 
purpose.  The  garbage  collection  contractor  should  also  be  required  to  re- 
move dead  animals  from  the  highways  and  alleys  immediately  upon  their 
presence  being  reported  to  him.  In  Philadelphia,  garbage  is  collected  every 
day  in  the  thickly  populated  sections  of  the  city,  four  times  a  week  in  the 
less  thickly  populated  sections,  and  three  times  a  week  in  the  suburbs. 

Reduction  Method  of  Garbage  Disposal  at  the  Philadelphia  Plant.  The 
process  of  the  reduction  of  garbage  at  disposal  plant  is  as  follows:  The 
raw  garbage  is  delivered  at  the  central  disposal  plant  by  both  vehicles 
collecting  from  the  near-by  territory  and  by  scows  which  load  at  wharves 
on  both  the  Delaware  and  Schuykill  Rivers  to  which  vehicles  haul  from  the 
more  distant  portions  of  the  City.  Mechanical  chain  pan  conveyors  trans- 
fer the  garbage  from  the  scows  and  from  the  bins  into  which  the  vehicle* 
from  an  elevated  platform  unload  their  contents  into  elevated  movable 
hoppers  which  can  be  discharged  into  any  one  of  the  several  digesters 
When  a  digester,  which  has  a  charging  capacity  of  10  tons  has  been  filled 
and  sealed,  steam  under  a  pressure  of  75  lb  is  injected  and  the  garbage 
is  allowed  to  cook  for  a  period  of  from  8  to  12  hr,  depending  upon  the  general 
character  of  the  garbage  being  treated.  At  the  termination  of  the  digestxm 
period,  the  cooked  garbage  is  placed  into  hydraulic  presses  and  by  means 
of  compression  the  solid  and  liquid  matter  is  separated,  the  latter  of  which 
is  conveyed  to  a  central  collector  thru  floor  channels.  The  liquid  matter, 
which,  as  it 'comes  from  the  presses  consists  of  a  mixture  of  water,  grease 
and  more  or  less  solids  in  suspension  in  the  form  of  muck  and  silt,  is  passed 
thru  a  series  of  separating  tanks,  which  separates  by  gravity  the  grease, 
which  is  then  pumped  into  storage  tanks  to  await  shipment  in  tank  cars  or 
barrels.  After  the  water  is  separated  from  the  residual  solid  matter  by 
means  of  evaporation  the  solid  matter  is  stored  for  mixture  later  with  the 
tankage.  The  solid  product  of  the  presses,  which  is  known  as  tankage. 
is  dried  in  revolving  heated  cylinders  and  then  placed  in  revolving  perco- 
lators which  have  a  capacity  of  about  10  tons  each.  After  the  percolator 
is  filled  and  sealed,  gasoline  is  pumped  thru  the  material.  The  gasoliae 
dissolves  any  grease  remaining  in  the  tankage  and  is  then  drawn  off  into 
distilling  tanks  in  which  the  grease  is  retained  and  the  gasoline  is  drives; 
off  as  vapor  by  means  of  steam  heat  and  is  conveyed  to  a  condenser  and 
finally  to  storage  tanks.  In  order  to  prevent  the  loss  of  tankage  grease 
this  percolating  or  washing  operation  is  repeated  three  or  four  times,  if 
necessary.  The  tankage  material  is  then  discharged  from  the  percolator, 
dried  and  screened  and  any  foreign  matter,  such  as  glass,  crockery  or  w^t*** 
removed.  The  screened  tankage  is  mixed  with  the  solid  matter  recovered 
from  the  liquid  product  of  the  presses  and  is  again  dried,  after  which  it  is 
ground,  screened  and  stored  or  loaded  for  shipment.  It  will  be  noted  thai, 
except  for  the  water  content  and  a  relatively  small  proportion  of  rubbish 
all  of  the  by-products  derived  from  the  reduction  of  garbage  are  marketable 
and  it  may  be  stated  at  prices  which  yield  a  considerable  profit  over  tht 
plant  operation  costs.  The  grease  consists  principally  of  fatty  acids  and 
glycerol  and  these  substances  are  utilized  respectively  in  the  manufacture 
of  toilet  and  laundry  soaps,  soap  powders  and  cleansers  and  glycerine* 
mtro-glycerine  and  dynamite.  The  tankage  is  utilised  principally  as  fer- 
'''-^r  either  as  a  whole  or  as  a  base  from  which  are  derived  such  materials  ai 
onia,  ammonium  sulphate,  phosphoric  acid,  lime  phosphate  and  potash. 
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128 


101 

.314 
,067 


$0,221 


0.936 


>age  Reduction  Plant  Operation  Unit  Costa.    For  the  year  1914  the  unit  costs 

:  of  garbage  reduced  in  the  Columbus,  Ohio,  plant  were  as  follows: 

Ithm  Unit  Cost 

Administration : 

Supervision $0. 197 

Clerical  services 0.014 

Analytical  services. 0.010, 

Labor: 

Firemen  and  enginemen 0. 

Operators 0.221 

Laborers 0. 491 

Repairmen 0 . 

Operating  supplies: 

Coal 0. 

Electricity 0. 

Gasoline 0. 109 

Miscellaneous 0. 045 

Maintenance: 

Materials 0.091  \   ft  12R 

Renewals 0.087  /        x  ° 

Miscellaneous 0.089      0.039 


0.585 


Total $1,859 

following  operating  materials  were  consumed  per  ton  of  garbage  reduced: 


Material 

Unit  of 
Quantity 

Quantity 
Consumed 

Ton 

0.225 

icity 

Kilowatt-hour. . . 
Gallon 

4.480 

ne 

0.884 

net  operating  results  per  ton  of  garbage  reduced  were  as  follows: 

Revenue  thru  sale  of  by-products $8 .  085 

Cost  of  operation 1 .  859 


Net  profit $1,226 

Prices  Received  for  Garbage  Reduction  By-Products.  The  average  unit 
received  during  1914  for  the  sale  of  the  by-products  of  the  Columbus  Ohio, 
e  reduction  plant  were  as  follows:  Grease,  $4,825  per  100  lb;  tankage,  $7,410 
a.  The  selling  price  received  for  tankage  was  governed  by  the  percentage  of 
led  fertilizing  elements  as  follows:  Ammonia,  $1.71  per  ton;  potash,  $0.70  per 
ri-calcium  phosphate,  $0.10  per  ton. 

ihonical  Analysis  of  Garbage.  The  mechanical  composition  of  domestic  garbage 
considerably  during  the  several  seasons  of  the  year  and  to  a  more  or  less  extent 
jrent  localities.  The  percentage  of  solids  of  tankage  increases  during  the  summer 
s  while  the  percentage  of  grease  increases  during  the  winter  months.  Consider- 
ese  variations,  the  following  analysis  will  indicate  the  average  composition  of 
;e  during  the  entire  year:  Water,  75%;  solids,  organic,  15%;  solids,  inorganic, 
grease,  4%.  The  term  organic  solids  includes  all  materials  otherwise  known 
Icage,  while  the  term  inorganic  solids  is  intended  to  include  materials  other  than 
arbage,  such  as  cans,  crockery,  glass,  etc,  which  must  be  removed  from  the 
je  during  process  and  are  of  practically  no  reclaimable  value.  While  dead 
Is  could  possibly  be  included  in  the  classification  of  garbage,  yet  in  many  cities 
he  smaller  animals  are  so  classified.  The  larger  dead  animals,  such  as  horses 
ittle,  are  usually  sold  by  their  owners  to  private  rendering  establishments.  The 
je  yield  of  dead  animals  when  reduced  is  as  follows:     Water,  78% ;   grease,  5% ; 

5%;  other  solids,  12%.  The  hides,  especially  those  of  the  larger  animals,  are 
v  disposed  of  separately. 
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Chemical  Analysis  of  Garbage.  For  a  period  of  1  year,  during  1914  and  1915,  fls 
Bur.  of  Soils,  U.  S.  Dept.  Agric.,  conducted  a  rather  extensive  investigation  to  deternasc 
the  chemical  composition  of  garbage.  Samples  were  taken  in  different  localities  sad 
during  every  month  of  the  year.  In  general,  the  results  of  the  analyses  of  the  individst] 
samples  seemed  to  indicate  that  the  character  of  the  population  making  the  garbae) 
did  not  influence  the  chemical  composition  of  such  garbage.  The  average  U'wi'm 
of  all  analyses  conducted  thruout  the  year  on  both  raw  and  dry  garbage  were  as  giva 
in  Table  XII. 

Table  XH 


Material 


Percentage  op  Weight 


Raw 

Dry 

Garbage 

Garbage 

73.85 

None 

22.62 

86.22 

5.12 

20.06 

8.63 

13.91 

0.71 

2.87 

0.39 

1.52 

0.28 

1.07 

Moisture 

Combustible 

Grease 

Ash 

Nitrogen 

Phosphoric  acid,  PiOi 
Potash,  KiO 


Chemical  Analyses  of  Garbage  Reduction  By-Products.    The  average  ansJ(ya%*' 
the  by-products  of  the  Columbus,  Ohio,  plant  for  the  year  1914  were  as  foUosc 

Tankaob:     Tri-calcium  phosphate,  8.08%;    ammonia,  8.68%;    moisture,  3.10?* 
grease,  1.20%;  potash,  0.78%;  other,  83.26%. 

Grbasb:    Unsaponifiable,  2.910%;    moisture,  1.520%;    impurities,  0.131%;  pea 
grease,  95.439%. 

Classification  of  Dead  Animals  Removed  from  Highways.  An  interesting 
record  covering  a  period  of  5  years,  1911  to  1915  inc.,  of  the  kinds  of  dead 
animals  removed  from  the  highways  in  the  District  of  Columbia,  gives  the 
following  analysis  which  may  be  assumed  to  represent  the  average  ci 
conditions  existing  in  the  larger  cities: 


Table  XHI 


Kind  of  Animal 

Number 
Removed 

Percent*? 

Cats 

58  463 

26  338 

3  029 

1  939 

961 

14 

1012 

63.7 

28.7 

3.3 

Rats 

2.1 

1.0 

0.1 

1.1 

— * 

Total 

91  756 

1000 

11.    Equipment  for  Collection  of  Ashes,  Rubbish  and  Garbage 

Horse-Drawn  Vehicles  vs   Motor  Trucks.      Horse-drawn  vehicles  art 

used  in  most  cities  for  the  collection  of  ashes,  garbage  and  rubbish.    Sin* 

ft,  however,  some  cities  have  tried  out  collection  with  automobile  trueta 

trucks  hauled  by  tractors.    There  is  no  question  but  that  on  verj 
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ort  hauls  averaging  1  mile  or  under,  the  collection  by  horse-drawn  vehicles 
the  most  economical. 

Prom  experiments  carried  on  in  Philadelphia  during  1916  it  would  appear  that 
en  with  a  haul  of  2  miles  the  house  to  house  collection  of  ashes  by  automobile  trucks 
a  not  economical  with  a  carrying  capacity  of  under  10  cu  yd.    With  a  capacity  of 

cu  yd  or  more  the  truck  proved  to  be  an  economy  over  the  horse-drawn  vehicle. 

studies  made  in  Washington  on  the  cost  of  collection  of  ashes  during  1915  it  was 
ind  that  with  an  average  haul  of  1  mile  that  50%  of  the  time  of  the  vehicle  was 
nsumed  in  loading,  hence,  unless  the  distance  of  the  haul  is  considerably  over  1  mile, 
would  not  be  an  economy  to  collect  with  the  motor  vehicles. 

The  most  economical  method  of  collection  would  probably  be  a  house  to  house 
[lection  by  horse-drawn  vehicles,  the  material  to  be  hauled  to  a  loading  platform 
thin  the  radius  of  J^  to  H  mile  of  the  collection  district,  and  then  dumped  into 
tomobile  trucks  to  be  hauled  to  the  dump.  However,  a  great  deal  of  the  street 
t  is  caused  by  the  horses  used  in  the  street  cleaning,  collection  of  ashes,  garbage, 
bbish,  etc,  and  this  fact,  together  with  the  better  appearance  of  the  automobile 
icks  over  the  horse-drawn  vehicles  and  the  more  desirable  and  flexible  means  of 
erating  will  eventually  entirely  eliminate  the  horse-drawn  vehicle  as  a  means  of 
Qeeting  the  city  waste. 

Description  of  Equipment.  Specifications  should  provide  that  all  equip- 
ent  either  permanently  or  temporarily  operated  by  the  contractor  should 
s  of  approved  construction  and  fully  conform  to  such  requirements  as 
e  following: 

Ash  Vehicles.  The  ash  vehicles  must  be  strong  and  tightly  constructed  and  be 
uipped  with  a  one-piece  durable  canvas  cover,  supported  on  a  frame,  both  of  which 
9  described  in  detail  elsewhere  in  this  Article.  Metal  ash  vehicles  shall  be  designed 
that  the  top  of  the  box  will  be  not  more  than  4  ft  9  in  above  the  ground  and  shall 
ve  a  capacity  of  not  less  than  3.75  cu  yd  of  material  without  piling,  and  so  that 
e  angle  of  the  bottom  of  the  wagon  when  dumping  shall  be  not  less  than  80°  with 
e  ground. 

Motor-Driven  Ash  Vehicles.  Motor-driven  ash  vehicles  shall  be  so  designed  that 
e  top  of  the  box  will  be  not  more  than  5>£  ft  above  the  ground,  and  shall  have  a 
pacity  of  not  less  than  4  cu  yd. 

Rubbish  Vehicles.  The  rubbish  vehicles  must  be  tightly  constructed  so  as  to 
event  their  contents  spilling  or  blowing  therefrom  and  must  be  equipped  with  a 
e-piece  canvas  cover. 

Garbage  Vehicles.    The  garbage  vehicles  shall  have  strongly  constructed,  water- 
;ht,  metal  bodies,  and  be  equipped  with  tightly  closing  metal  covers. 
Identification.     Each  vehicle  shall  bear  on  each  side  a  blue  enameled  steel  sign,  let- 
•ed  in  white,  containing  the  inscription.  Bureau  of  Highways — D.P.W.,  followed  by 
6  designating  number  of  the  district  and  the  serial  number  of  the  vehicle. 

Ash  Vehicle  Covers.  The  inauguration  of  the  use  of  dust-proof  covers 
l  ash  collection  vehicles  has  supplied  a  long-felt  necessity,  as  the  dust 
lisance  which  exists  during  the  loading  of  uncovered  ash  vehicles  con- 
futes a  serious  inconvenience  to  the  travelling  public  and  also  in  the 
eence  of  covers  more  or  less  ashes  are  spilled  or  blown  onto  the  highways, 
ith  a  proper  frame  and  cover,  it  is  possible  to  partly  cover  the  vehicle 
lile  being  loaded  and  entirely  cover  it  while  in  transit.  Specifications  for 
imes  and  covers  might  embody  the  following  description  of  details  of 
ns  traction: 

The  ash  vehicle  cover  frames  are  made  of  malleable  iron  pipe,  1  in  in  diameter  and 
£  in  angle  iron.  They  consist  of  a  ridge  pole  set  at  a  height  of  30  in  above  the  upper 
ge  of  the  flash  boards  and  are  supported  on  two  loops,  made  of  either  angle  or  flat 
<n,  the  front  loop  set  in  a  vertical  position  and  the  rear  loop  inclined  outward.  Both 
»ps  are  attached  to  the  body  of  the  vehicle,  the  rear  loop  being  reinforced  with  a 
igonal  brace.  Both  the  iron  pipe  ridge  pole  and  the  diagonal  braces  at  the  rear 
the  wagon  are  fastened  to  the  front  and  rear  loops  with  rivets  or  bolts.  The  front 
J  rear  loops  and  the  diagonal  braces  are  bent  to  conform  to  the  contour  of  the  h 
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■ides  of  the  vehicle  and  are  attached  thereto  by  means  of  bolts  spaced  6  hi  ape* 
The  entire  frame  is  painted  with  three  coats  of  gray  paint.  The  canvas  used  in  i 
the  cover  is  that  material  known  as  No.  1  white  duck,  and  of  a  weight  detes 
a  basis  of  18  ounces  weight  to  22  in  in  width  of  material  per  lin  yd.  The  front  i 
consists  of  one  piece  of  canvas  cut  to  the  contour  of  the  front  loop  and  with 
extra  material  to  pass  completely  around  the  loop  frame  so  that  it  can  be 
sewed  together  and  kept  permanently  in  place,  or  instead  of  this,  metal-bound  eyesH 
are  provided  along  the  entire  edge  of  the  curtain  for  tying  it  to  the  loop.  The  faocka 
of  the  front  curtain  entirely  covers  the  face  of  the  2  by  6  in  nailing  board  and  is  attuM 
thereto  with  screw  bolts  inserted  thru  metal-bound  eyelets  in  the  curtain  placed  1th 
apart.  The  body  cover  is  made  of  material  22  in  in  width,  the  sections  being  snsJ 
together  from  a  point  6  in  outside  of  the  front  loop  to  the  rear  loop  and  carried  aw 
to  form  the  tail  curtain  which  consists  of  a  separate  section  sewed  to  the  main  cewr 
around  the  contour  of  the  rear  loop.  All  joints  in  the  covers  are  provided  witfe  c 
additional  reinforcing  strip  of  canvas  1 H  in  in  width,  sewed  with  not  leas  than  6  stittfca 
to  the  in.  At  the  junction  of  the  ridge  pole  and  the  rear  loop  the  section  foming  & 
tail  curtain  is  slit  down  the  center  on  an  angle  so  as  to  provide  an  overlap  of  at  fee* 
8  in  at  the  bottom,  the  corners  being  provided  with  metal-bound  eyelets  for  tying  th 
closed  cover  to  the  opposite  sides  of  the  vehicle.  The  cover  is  finished  with  a  4-i 
pocket  stitched  along  the  edge  with  4  additional  pockets  stitched  along  the  body  4 
the  canvas  parallel  to  the  edge  and  located  at  equi-distant  points  on  either  skk  d 
the  ridge  pole.  Hickory  battens,  6  in  number,  measuring  2  H  by  H  in  and  of  a  leasi 
projecting  6  in  beyond  the  front  loop  and  extending  to  the  outer  edge  of  the  rear  Wa 
are  inserted  in  these  pockets.  The  ends  of  all  battens  are  reinforced  with  a  sectka  4 
8-ounce  russet  leather  measuring  5}£  by  4  in  each,  fastened  with  6  rivets,  2  recall 
the  batten  by  being  clinched  thru  the  center.  The  cover  is  also  provided  wits  d 
least  three  1-in  leather  straps,  1  in  in  width  rivetted  to  the  canvas  for  attachmf  ui 
cover  to  the  ridge  pole.  All  other  fastenings  of  the  cover  to  the  frame  or  body  of  vehidi 
are  made  thru  metal-bound  eyelets  with  the  best  quality   H-in  sissal  rope. 

Painting  of  Equipment  in  Philadelphia.  It  is  required  that  all  vehicle  equipment  h 
painted  at  least  three  times  during  the  year  with  standard  paints,  spedficatkai  £* 
which  are  prepared  by  the  Bureau  of  Highways  and  issued  to  the  contractor.  B 
three  paintings  do  not  preserve  the  permanency  of  the  distinguishing  colors,  paittsl 
is  required  to  be  done  more  frequently.  The  colors  of  the  painting  required  for  fc 
several  types  of  vehicle  equipment  are  as  follows:  Ash  vehicles,  gray;  rubbish  vehkfc 
red;  garbage  vehicles,  brown.  The  equipment  must  be  at  all  times  maintained  ■ 
a  cleanly  condition  and  the  contractor  is  required  to  install  adequate  rlrmning  farib* 
within  his  stable  or  yard.  The  contractor  is  also  required  to  present  all  vehicles  u& 
other  equipment  for  inspection  at  such  times  and  places  as  may  be  designated  by  * 
district  engineer. 

12.    Administration  and  Organization  of  Waste 
Collection  and  Disposal 

Municipal  Force  ▼*  Contract  Systems.  In  the  interest  of  efficient  » 
vice  and  economy  and  also  to  insure  sanitary  operating  meMiods,  it  » 
specially  desirable  that  the  collection  and  disposal  of  ashes,  rubbish  a* 
garbage  be  performed  by  municipal  forces  rather  than  under  the  control 
system,  and  that  the  city  own  and  operate  disposal  plants.  The  contract 
for  this  character  of  service  will  naturally  try  to  collect  these  waste  material! 
at  as  small  a  cost  as  is  possible,  and  consequently -will  not  take  pride  i 
keeping  the  equipment  up  to  the  proper  standard,  nor  will  he  employ  i 
high  a  grade  of  labor  as  it  is  desirable  to  employ  in  this  kind  of  work  whefl 
the  collectors  are  continually  coming  in  contact  with  the  householder 
With  respect  to  the  disposal  of  garbage  it  should  be  borne  in  mind  thai 
generally  speaking,  there  is  a  profit  of  practically  $1  a  ton  over  operati* 
^▼r>enHC8  on  every  ton  of  garbage  received  at  the  disposal  plant,  exclus« 
»  cost  of  collection.  It  has  also  been  demonstrated  that  a  rubbed 
U  plant  can  be  operated  in  such  a  manner  that  it  will  pay  the  pb* 
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rating  costs,  interest  and  depreciation  charges  and  still  produce  a  small 
mue  thru  the  sale  of  steam  and  electric  power.  But  when  this  disposal 
k  is  performed  by  contract,  the  very  nature  of  the  work,  which  neces- 
tes  an  enormous  initial  capital  outlay  for  the  plant  and  equipment, 
linates  in  itself  all  possibility  of  competition,  whether  the  contract  be 
a  1,  5  or  10-year  period.  In  the  first  place  it  would  not  pay  to  construct 
lant  for  a  1-year  contract.  It  should  also  be  borne  in  mind,  that  if  a 
tractor  decides  to  bid  on  a  5  or  10-year  contract,  and  will  be  obliged  to 
it  competition  at  the  end  of  that  time,  he  will  naturally  make  the  contract 
e  sufficiently  high  to  include  all  operating,  interest  and  depreciation 
rges,  and  yield  a  profit  during  the  period  for  which  he  has  the  contract, 

also  to  pay  the  interest  charges  on  the  invested  capital  during  the  time 
b  the  plant  is  likely  to  be  idle  due  to  his  losing  the  next  contract.  It  will 
ieen,  therefore,  that  where  there  are  two  or  more  plants  in  existence  in 
immunity,  the  municipality  must  indirectly  pay  the  interest  and  sinking 
1,  and  possibly  other  charges  on  each  of  the  plants  instead  of  on  only 

as  would  be  the  case  were  the  plant  owned  by  the  municipality. 
rinciples  Governing  the  Organization  of  the  Work.    In  working  out  a. 
em  of  collection  and  disposal  of  ashes,  rubbish  and  garbage  the  follow- 
purposes  should  be  sought: 

.  The  consideration  of  the  collection  and  disposal  of  household  wastes, 
uding  ashes,  rubbish  and  garbage,  as  an  engineering  function  com- 
ible  in  importance  and  possibilities  of  development  with  any  other 
licipal  engineering  function. 

.  The  determination  of  the  most  economical  and  sanitary  method  of 
action  and  disposal,  including  rubbish  and  garbage  disposal  plants  for 
iration  collection  method  and  incinerating  plants  when  the  mixed  col- 
ion  method  is  determined  upon. 

,  The  inauguration  of  all  possible  improvements  in  the  collection  and 
tosal  methods  with  special  respect  to  promoting  economical,  sanitary 

safe  operating  methods  and  to  preventing  waste  matter  from  littering 
highways  or  creating  unsanitary  conditions  or  fire  hazards  at  the  disposal 
ips  or  plants. 

.  The  consideration  of  the  reclamation  and  sale  of  rubbish  and  the 
iction  of  garbage  and  sale  of  the  by-products  as  an  asset  by  which  the 
a  of  its  collection  and  disposal  in  a  sanitary  manner  in  disposal  plants 
Id  be  reduced  to  a  minimum. 

.  The  installation  of  adequate  report  and  record  forms  which  provide 
iplete  and  definite  records  of  performances,  which  may  be  used  to  assist 
he  administrative  control  of  the  work. 

.  The  institution  of  a  system  for  determining  the  unit  and  total  costs 
operating  the  service  by  which  it  may  be  possible  to  make  comparisons 
hese  costs  with  those  for  similar  work  in  other  municipalities. 
reneral  Organization  Employed  in  Philadelphia,  1912  to  1917,  under 
iction  of  the  author  while  Chief  of  the  Bureau  of  Highways  and  Street 
Gming.  For  the  purposes  of  the  collection  of  ashes,  rubbish  and  garbage, 
ch  was  accomplished  under  the  contract  system,  the  City  was  divided 
t  eight  districts  whose  boundaries  are  coterminous  with  the  highway 
ricts,  except  that  in  two  instances  a  single  highway  district  contains 
sendee  districts  and  in  another  instance  two  highway  districts  are 
sidered  as  one  service  district.     In  each  district  the  work  was  under 

direct  supervision  of  the  district  engineer  who  also  had  charge  of  street 
uing  and  the  construction  and  maintenance  of  pavements.     The  numeri- 
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cal  designation  of  the  service  districts  were  identical  with  those  of  & 
highway  districts  except  in  the  instances  where  two  service  districts  «a 
included  in  the  territory  occupied  by  one  highway  district. 

Collection  Schedules.  To  insure  that  the  collection  may  proceed  in  orderly « 
quence  and  at  times  that  will  be  known  to  the  public,  each  contractor  was  resesii 
to  have  personally  served  on  the  responsible  occupant  of  every  home  and  other  baQdaj 
in  his  respective  district  at  the  beginning  of  each  year  an  instruction  and  caflteas 
route  schedule  card.  Fig.  4,  indicating  the  dayB  upon  which  collections  will  be  est 


HANG  THIS  UP  FOR  REFERENCE 
Notice  to  Housekeepers 
GARBAGE 
Will  be  collected  between  the  hours  of  7  A.M.  and  6  P.M. 


Garbage  must  be  kept  separate  from  ashes  and  household 

Extract  from  Specifications 

Kitchen  garbage  shall  be  called  for  and  removed  from  all  buildings,  without  dBSj 
to  the  occupants,  on  Mondays,  Wednesdays  and  Fridays  from  January  1st  to  las 
14th  inclusive,  and  October  16th  to  December  31st,  inclusive;  and  on  Mondays,  Wot 
nesdays,  Fridays  and  Saturdays  from  June  15th  to  October  15th,  inclusive. 

Garbage  must  be  deposited  in  covered,  water-tight  vessels  that  can  be  easily  td 
quickly  handled  by  one  man,  and  placed  at  points  readily  accessible  to  the  garbsj 
collector,  who  must  remove  the  entire  contents  of  said  vessel. 

Garbage  from  retail  grocers  and  fish  dealers  shall  be  collected  daily  (except  Sandsj 
in  quantity  not  to  exceed  one  (1)  bushel  from  each  store  or  stand. 

Decayed  vegetables  or  fruits  from  wholesale  dealers  is  not  considered  as  garasj 
to  be  collected  by  the  Contractor,  but  the  same  shall  be  received  and  treated  as  en* 
garbage,  without  cost  to  the  party  delivering,  when  delivered  at  the  disposal  works* 
the  Contractor. 

It  is  intended  that  waste  paper  and  other  refuse  shall  not  be  mixed  with  the  garbsji 
but  should  any  such  matter  be  found  with  the  garbage,  it  must  be  removed  by  the  Csi 
tractor. 

The  Contractor  shall  remove  all  dead  animals  promptly,  as  they  are  found  aatf  » 
ported.  ...  All  animals  shall  be  removed  in  a  manner  satisfactory  to  the  Director  0 
Public  Works),  and  at  all  times  covered  during  transportation. 

Galvanized  Garbage  Cans  (with  cover),  all  of  the  same  grade,  are  rocommeodeii 
follows: 

No.  02,  capacity  6#  gallons,  price,  about  85  cents. 
No.  00,  capacity  5  M  gallons,  price,  about  70  cents. 
No.  000,  capacity  4  M  gallons,  price,  about  55  cents. 
No.  0000,  capacity  3      gallons,  price,  about  35  cents. 

The  above-referred-to  containers  can  be  purchased  from  most  all  dealers  is  di 
kind  of  ware  at  approximately  the  prices  named.  The  use  of  uniform  and  dors* 
receptacles  of  the  kinds  described  will  have  great  influence  on  the  sightly  eondmsfii' 
our  streets,  effectiveness  of  collections,  and  also  upon  the  health  of  the  citisens. 

All  complaints  should  be  addressed  to 

BUREAU  OF  HIGHWAYS 

January  1,  1915  Room  232  City  Hall 

Fig.  4 

and  giving  instructions  to  the  occupant  relative  to  the  character  of  materia*  m 
may  be  claimed  as  ashes,  rubbish  and  garbage,  and  quantity  of  eaeh  class  of  maters) 
that  will  be  collected  and  character  of  receptacles  in  which  they  should  be  pbes? 
This  card  also  contained  extracts  from  the  governing  ordinances  and  requests  t£rf 
reports  relative  to  the  improper  or  non-performance  of  these  services  should  be  ms* 
to  the  Bureau  of  Highways.    In  certain  districts,  which  were  populated  l*rr*b~  * 
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pi  speaking  peoples,  these  cards  are  printed  in  four  languages,  namely,  English, 
tan,  Italian  and  Hebrew.  No  changes  were  made  in  the  scheduled  collection 
s  unless  approved  by  the  Chief  Engineer  and  provided  that  the  affected  house- 
•xs  should  have  received  24  hours'  notice  of  the  intended  change.  These  schedules 
d  as  a  guide  to  both  the  contractor's  forces  and  the  municipal  inspection  forces, 
jquency  of  Collections.    The  frequency  of  the  garbage  collections  was  based 

the  actual  requirements  in  the  different  sections  of  the  City  as  governed  by  the 
ty  of  population  and  the  season  of  the  year,  while  the  frequency  of  the  ash  and 
ah  collections  was  determined  upon  as  a  matter  of  fixed  policy.  The  several 
fications  of  collections  were  as  follows: 

jkbagb:  Class  A,  six  collections  per  week,  daily,  except  Sun.;  Class  B,  four  col- 
ma  per  week  on  either  Mon.,  Wed.,  Fri.  and  Sat.;  or,  on  Mon.,  Tues.,  Thurs.  and 

Class  C,  three  collections  per  week,  on  either  Mon.,  Wed.  and  Fri.  or,  Tues., 
s.  and  Sat. 

hes  and  Rubbish:  Class  D,  one  collection  per  week  on  a  definite  day  according 
pre-arranged  schedule. 

un  of  Collection.  All  collections  of  ashes,  rubbish  and  garbage  were  required 
i  made  between  the  hours  of  7  A.M.  and  6  P.M.  except  that  no  ashes  or  rubbish 
collected  after  12  M.  on  Sat.  In  the  interest  of  convenience  to  the  public  a  further 
ition  was  made  with  respect  to  the  collection  of  ashes  and  rubbish  in  the  central 
teas  section,  where  the  collections  were  made  between  the  hours  of  6  P.M.  and 
W.  from  April  to  Nov.,  inclusive,  and  during  the  months  of  Jan.  Feb.,  March 
Dec,  between  the  hours  of  3  P.M.  and  10  P.M.  On  the  following  holidays  no 
•tions  are  made:  New  Year's  Day,  Fourth  of  July,  Labor  Day  and  Christmas. 
<otine  Inspection.  The  routine  inspection  of  the  collection  and  disposal  of  ashes, 
ish  and  garbage  was  performed  by  specially  trained  inspectors  reporting  to  the 
ictive  district  engineers.  In  general,  each  inspector  was  responsible  for  the  work 
irmed  in  a  certain  definite  section  of  the  district  territory  to  which  he  was  regularly 
ned.  He  was  required  to  verify  and  report  the  character  and  numerical  strength 
le  force  and  equipment  at  work  and  to  note  the  condition  of  the  uniforms  and 
>ment  for  which  definite  standards  are  provided, 
restigation  of  Complaints.    See  Art.  6. 

iport  and  Record  Forms.  To  assist  in  the  efficient  administration  of  the  work 
ollowing  report  and  record  forms  were  provided:  (1)  Collection  instruction  and 
iule  cards,  two  cards,  one  each  for  garbage  and  for  ash  and  rubbish  collection 
actively;  (2)  Inspector's  daily  reports,  covering  compoaitely  the  collection  of  both 
l  and  rubbish  and  garbage;  (3)  district  engineers'  daily  reports,  covering  com- 
ely the  collection  of  both  ashes,  rubbish  and  garbage;  (4)  monthly  unit  cost  data 
rts,  two  forms,  one  each  for  garbage  and  ash  and  rubbish  collection;  (5)  complaint 
s,  two  forms  of  distinctive  colors  respectively,  one  each  for  garbage  and  ash  and 
ish  collection  complaints;  (6)  complaint  register  sheets. 

specters'  Daily  Reports.  Similar  to  Inspectors'  Daily  Report  described  in  Art.  6. 
strict  Engineers'  Daily  Reports.  Similar  to  District  Engineers'  Daily  Reports 
ribed  in  Art.  6.    See  Fig.  4. 

mtractors'  Daily  Reports.  Each  contractor  was  required  to  submit  a  daily  report 
le  main  office,  in  which  he  was  required  to  report  on  the  same  kind  of  data  as  is 
ired  by  the  district  engineer's  daily  report. 

Mnparison  of  Daily  Reports.  Each  day  the  data  shown  on  the  respective  daily 
rts  for  each  district,  of  the  district  engineers  and  the  contractors,  were  recorded 
lie  main  office  on  the  comparison  summary,  one  report  form  containing  daily 
ies  covering  a  period  of  one  month.  Any  discrepancy  discovered  in  the  daily 
parison  of  the  data  contained  in  the  two  reports  was  immediately  investigated, 
he  close  of  the  month,  the  records  of  the  forces  employed  by  the  contractor  were 
tnarized  and  multiplied  by  the  estimated  unit  costs  to  the  contractor  for  each 
acter  of  labor  and  equipment,  which  gave  the  probable  total  cost  of  the  field 
ations  to  the  contractor,  which  data  was  also  used  in  connection  with  the  com- 
ion  of  the  unit  cost  data  report. 

nit  Cost  Records.    Similar  to  Unit  Cost  Records  described  in  Art.  6. 
ibor  and  Uniforms  of  Employees.    See  Art.  6. 
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SNOW  REMOVAL 

13.    General  Considerations  Relative  to  Snow  Removal 

Historical  Development.  There  is  probably  no  problem  confronting  i 
municipality  which  is  at  times  of  more  vital  interest  to  the  public,  and  al 
other  times  so  entirely  forgotten  than  the  problem  of  snow  removal  in  & 
larger  cities.  During  snow  storms  everybody  is  intensely  interested  nw 
to  the  extent  of  advocating  supposedly  new  or  more  expeditious  method! 
of  snow  removal,  but  during  the  spring,  summer  and  fall  the  general  pab& 
entirely  forget  this  important  municipal  function.  Snow  removal  is  <fe 
tinctly  an  emergency  problem  and  the  more  experience  one  has  with  tin 
problem  the  more  convinced  one  will  be  of  the  fact,  that  the  human  elemenl 
is  the  dominating  factor.  There  may  be  introduced  scientific  methods  a 
snow  removal  that  would  operate  successfully  on  a  pleasant  day,  but  whid 
would  be  a  complete  failure  in  a  storm  when  the  conditions  are  such  the 
none  but  the  sturdiest  type  of  laborer  could  work.  Furthermore,  the  Uba 
market  is  a  factor  that  must  always  be  considered.  Some  winters  it  i 
very  easy  to  secure  the  services  of  all  the  laborers  desired,  while  dun* 
other  winters  it  is  very  difficult  to  get  men  for  this  work  even  with  increass1 
wages,  so  that  any  system  that  may  be  devised  to  cope  with  this  probfea 
will  at  some  time  or  another  fail  unless  the  human  element  has  been  grea 
due  consideration.  Until  about  1912,  the  administrative  arrangemeirt 
and  the  working  methods  employed  in  connection  with  this  work  wee 
very  crude,  this  being  probably  due  to  the  fact  that  snow  removal  was  8* 
considered  seriously  as  an  engineering  problem.  Prior  to  1912  it  was  tb 
custom  in  most  cities  to  wait  until  a  snow  storm  was  over  before  beginno) 
the  work  of  removal.  In  other  words,  the  city  did  not  begin  to  dig  itaei 
out  until  after  the  storm  had  ceased.  As  a  consequence,  the  highnj 
traffic  was  often  very  seriously  inconvenienced.  Since  1912,  however,  wg 
considerable  study  has  been  devoted  to  improving  the  organisation  sd 
the  general  methods  of  snow  removal,  so  that  at  present  it  may  be  ststd 
that  every  detail  of  either  organisation,  equipment  or  methods  of  operatsei 
that  past  experience  has  shown  the  need  of  have  been  amply  prepared  fa 
and  called  into  service.  The  highly  satisfactory  results  produced  thn 
the  operation  of  the  snow-fighting  forces  since  1912  has  proven  conclusive^ 
that  the  efficient  administration  of  snow  removal  work  is  fundamental 
a  matter  of  preparedness  based  upon  an  exhaustive  study  of  the  requin 
ments  of  the  work  and  the  establishment  of  a  proper  organisation,  ts 
institution  of  a  definite  and  adequate  procedure,  and  the  thoro  instructs 
and  drilling  of  the  snow-fighting  forces  in  the  requirements  of  their  rcspectr? 

duties. 

The  1914  Snow  Removal  Conference.  Snow  removal  in  municipalities  was  tfc 
subject  of  more  intelligent  study  during  1914  than  probably  ever  before,  which  *• 
evidenced  by  the  Snow  Removal  Conference  held  that  year  in  Philadelphia,  at  vtf 
were  present  representatives  from  16  of  the  largest  eastern  cities.  At  this  confercsa 
it  was  realized  that  the  problem  of  snow  removal  must  obviously  be  considered  dtf* 
entry  in  different  cities  as  its  solution  is  dependent  upon  such  variable  elements  i 
climate,  population,  width  of  streets,  density  and  character  of  traffic,  location  of  «* 
systems,  available  disposal  places  and  other  local  conditions,  to  say  nothing  of  ts 
financial  policy  of  the  municipality.  It  was  deemed  impossible  to  formulate  anytBSi 
but  the  most  general  suggestions,  and  yet  it  is  found  that  even  so  vital  a  matter  ■ 
"  "policial  policy  does  not  affect  the  main  problem,  except  in  the  extent  of  the  vodk 
^amenta!  Principles  of  Snow  Removal.  In  connection  with  tki 
bion  of  snow  removal  work  the  general  policy  should  be  first}  & 
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•sal  of  snow  in  the  shortest  possible  time  and  at  the  lowest  practicable 
second,  to  eliminate  the  possibility  of  interruption  of  vehicular  high- 
traffic  during  the  snowfall  by  plowing  the  snow  into  windrows  adjacent 
e  curbs;  and  third,  to  remove  and  dispose  of  the  snow  and  ice  from 
itrian  highway  crossings,  vicinity  of  fire  hydrants,  gutters  and  sewer 
i  and  entire  areas  of  congested  business  highways.  One  of  the  greatest 
ulties  in  snow  removal  work  is  that  there  are  seldom  two  storms  pre- 
ng  the  same  problem.  For  example,  it  is  obvious  that  the  difficulties 
moval  to  be  encountered  in  a  buzzard  carrying  a  considerable  depth 
iow  are  far  greater  than  those  encountered  in  a  storm  when  the  tern- 
hire  is  very  mild  and  the  snow  is  easily  handled.  There  are  innumer- 
considerations  that  present  themselves  in  almost  every  storm  that 
tomewhat  different  from  every  other  storm.  Sometimes  it  is  possible 
3  far  more  satisfactory  work  panning  and  flushing  than  it  is  possible 
>  in  the  average  storm.  For  instance,  in  one  storm,  preceding  the  snow 
eet  of  ice  may  be  formed  on  the  pavement.  It  would,  therefore,  be 
to  remove  all  of  the  snow  from  this  ice,  as  the  snow  is  then  the  only 
is  of  footing  for  horses.  The  eccentricities  of  snow  storms  are  limitless, 
it  would  seem,  all  things  considered,  that  the  most  reliable  method  for 
ing  up  the  streets  for  traffic  at  the  present  time  is  to  rely  principally 
be  use  of  motor  driven  plows. 

e  Committee  on  Resolutions  of  the  1914  Snow  Removal  Conference  Made  the  Fol- 
ig  Recommendations  embodying  the  underlying  principles  of  snow  removal  work: 
The  plan  of  organization  and  the  system  to  be  employed  should  be  worked  out 
Lvance  of  the  snow  season.  This  preliminary  work  should  involve:  (a)  A  plan 
Operation  of  all  branches  of  the  municipal  government;  (b)  the  formulation  of  a 
ton  organization  composed  of  all  of  the  available  city  forces,  such  as  engineers, 
ictors,  timekeepers,  laborers  and  teams;  (c)  the  division  of  the  city  into  zones 
the  determination  of  a  definite  method  of  work  for  each  zone.  The  various 
ben  of  the  organization  should  be  assigned  to  these  zones  and  the  responsible 
sJa  familiarized  with  the  duties  expected  of  them.  The  character  of  work  to  be 
»rmed  in  the  different  zones  may  consist  of  merely  the  regulation  of  opening  cross- 
■  and  guttero  and  otherwise  generally  assisting  pedestrian  traffic  and  the  run-off 
ow,  or  it  may  consist  in  the  complete  removal  of  the  snow  from  the  streets.  Owing 
te  general  increase  in  motor  traffic  and  the  concentration  of  business  in  definite 
i  districts  and  to  the  general  public  demand  for  increased  urban  facilities,  the 
at  tendency  is  to  increase  the  scope  of  the  work  involving  the  complete  removal 
e  snow  from  all  main  thorofares  and  business  streets. 

The  work  of  removal  should  commence  as  soon  as  the  snow  has  covered  the 
ments  and  the  indications  point  to  the  storm  continuing,  and  the  operations 
Id  be  carried  on  continuously.  This  as  a  principle,  is  successfully  followed  by 
t  railways  in  the  removal  of  snow  from  their  track  space,  and  by  some  cities. 
The  carrying  capacity  of  the  sewer  system  should  be  utilized  as  far  as  possible 
i  the  snow  away  from  the  streets.  The  use  of  the  sewers  which  reduces  both  the 
and  handling  to  a  minimum  involves  two  operations:  Namely,  getting  the  ma- 
I  to  the  catch  basins  or  manholes,  and  then  putting  the  material  into  the  sewers, 
first  operation  can  best  be  done  by  loading  into  wagons  or  trucks  and  hauling  to 
ble  manholes,  or  by  the  use  of  scrapers  or  graders.  The  problem  of  getting  the 
trial  into  the  manholes  in  the  least  time  and  with  the  least  interference  with  the 
c  opens  up  a  field  for  consideration  of  the  question  of  special  forms  and  special 
ions  of  manholes,  designed  to  be  used  solely  for  this  purpose.  The  method  of 
ing  the  snow  with  fire  hose  into  catch  basins  may  have  a  limited  application, 
t  is  too  unreliable  to  have  any  general  value,  as  it  depends  on  weather  conditions. 
When  practicable,  where  there  is  only  a  small  area  to  be  cleaned,  the  work  should 
erformed  directly  by  the  municipality  by  day  labor.  This  method  of  operation 
e  most  flexible  and  the  most  easily  administered  and  it  obviates  the  necessity  of 
urements  and  checking  under  the  contract  system.  The  work  can  also  be  par- 
ed by  day  labor  in  large  areas  by  adopting  the  following  method:    The  de 
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meat  to  advertise  and  go  out  into  the  open  market  and  hire  teams  to  haul  the  saw. 
for  so  much  per  yard,  the  price  to  be  determined  upon  by  the  department  and  ft 
represent  a  fair  estimate  of  the  cost  of  the  work  and  a  fair  profit.  This,  of  eouni 
would  throw  the  work  open  to  anyone  owning  one  team,  or  a  hundred  or  a  thousand  a 
more  teams,  depending  upon  the  amount  of  work  to  be  performed,  and  would  not  lem 
the  department  dependent  upon  any  one  or  more  contractors,  la  this  method,  a 
well  as  when  the  work  must  be  performed  by  contract  system,  a  method  of  measaresssii 
as  simple  and  accurate  as  possible  should  be  used.  The  practicability  of  having  wi 
done  by  the  municipality  will  depend,  among  other  things,  oo  the  immediate  avaflssil 
ity  of  an  appropriation.  It  is  nssrntfnl  for  the  proper  conduct  of  the  work,  whetan 
by  day  labor  or  contract,  that  appropriation  for  snow  removal  should  be  mad*  a 
advance  of  necessity  for  the  work. 

6.  Cooperation  should  be  sought  with  the  traction  companies  and  use  made  « 
adjustable  plows  and  sweepers  to  open  roadways  adjacent  to  street  railway  tracks  a 
the  time  that  the  work  of  clearing  the  tracks  is  being  carried  on. 

6.  Efforts  should  be  made  to  obtain  the  cooperation  of  the  public  and  to  iastrae 
the  householders  in  the  method  of  removal  of  snow  from  private  premises  in  such  i 
way  as  to  least  impede  the  city's  work.  Where  the  sidewalks  are  of  greater 
than  would  be  necessary  to  handle  the  reduced  volume  of  pedestrian  traffic, 
can  be  expected  after  a  heavy  snow,  the  snow  instead  of  being  entirely  cleared  fns 
the  sidewalk  and  piled  in  the  roadway  should  be  left  on  the  sidewalk  near  the  ad 
line  to  be  later  removed  by  the  city  when  opportunity  presents  itself. 

7.  The  police  force  of  the  city  should  cooperate  with  the  street  cleaning  forces  ssi 
the  services  of  patrolmen  as  inspectors  should  be  utilized  as  far  as  possible.  Th 
police  In  particular  should  give  attention  to  the  enforcement  of  regulations  governs*: 
the  removal  of  snow  from  the  sidewalks  or  from  a  portion  thereof. 

Snow  Removal  from  Country  Roads.  Until  the  advent  of  the  ants 
mobile,  country  roads  were  very  little  traveled  in  the  winter,  but  it  is  not  a 
exaggeration  to  state  that  at  this  time  certain  country  roads  are  muff 
important  than  a  number  of  city  streets  and  should  be  kept  open  for  trait 
all  the  year  round,  not  only  as  a  means  of  passenger  transportation,  whtd 
is  important  enough  in  itself,  but  as  a  number  of  our  inter-city  highway 
are  very  extensively  used  by  motor  trucks  for  the  transportation  of  mer- 
chandise and  all  classes  of  food. 

As  the  motor  truck  transportation  continues  to  increase,  it  is  perfertij 
obvious  that  more  attention  must  be  given  in  the  future  to  the  rernovs 
of  snow  from  these  main  highways,  and  this  can  be  very  readily  taken  can 
of  by  the  use  of  snow  plows  attached  to  motor  trucks.  Their  work,  however 
as  in  the  removal  of  snow  from  city  streets,  would  have  to  start  as  soa 
as  the  snow  begins  to  make  any  appreciable  headway,  rather  than  waitafl 
until  the  storm  is  over.  Should  this  not  be  done,  in  many  cases  the  sacs 
will  be  so  deep  that  it  would  be  impossible  to  remove  it  with  plows  asi 
traffic  would  be  temporarily  suspended. 

The  time  is  not  far  distant  when  it  will  not  only  be  desirable  but  necesssfl 
to  build  snow  fences  on  a  number  of  our  important  inter-city  highways  a 
locations  where  the  snow  is  likely  to  drift  to  any  great  extent. 

Snow  removal  from  the  main  country  roads  which  are  used  for  the  trass 
portation  of  merchandise,  etc,  will  be  in  the  future  just  as  important  I 
consideration  in  the  upkeep  of  highways  as  the  repair  of  pavements  the* 
selves,  and  will  therefore  become  a  very  important  function  of  state  higbwU 
departments. 

14,    Practical  Methods  for  the  Removal  and  Disposal  of  Socrv 

*  Three  Principal  Methods  of  Snow  Disposal  and  their  limitatksa 
~i  briefly  described  as  follows: 
lowing  the  snow  to  the  side  or  center  of  the  street  by  means  d 
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>mobile  or  horse-drawn  plows,  after  which  it  is  piled  and  then  loaded 

vehicles  and  hauled  to  dumps,  which  may  be  sewer  manholes  or  rivers, 

in  some  cases  open  lots. 

Panning,  which  consists  of  pushing  the  snow  into  sewer  manholes 
neans  of  a  specially  constructed  form  of  scraper,  usually  constructed  of 
,  which  may  be  likened  to  a  very  large  snow  shovel. 

Flushing  the  snow  into  sewer  inlets  or  manholes.  This  is  done  by 
us  of  a  hose  or  by  running  power  flushing  machines  up  and  down  the 
eta  and  forcing  the  snow  to  the  gutter,  following  with  a  gang  of  men 
xning  the  melted  snow  into  the  sewer  inlets. 

'he  first  method  of  disposal,  on  which  the  main  dependence  is  placed, 
ring  the  snow  and  then  piling  and  hauling  it  to  dumps,  is  what  might 
;ermed  the  general  method  of  disposal.  This  work  starts  when  the  snow 
ins  to  fall  and  plows  should  be  kept  continuously  at  work  during  and 
r  the  storm  until  all  of  the  snow  is  removed  from  the  streets. 
'he  method  of  disposal  by  panning  the  snow  into  sewer  manholes  should 
f  be  considered  as  supplemental  to  the  main  method  of  carrying  on 

work  by  means  of  plows.  It  is  not  practical  or  possible  to  dispose  of 
of  the  snow  by  the  panning  method;  in  the  first  place  it  is  impossible 
set  enough  men  to  remove  the  snow  by  this  method  in  a  short  enough 
e  to  avoid  seriously  interfering  with  the  traffic;  secondly,  it  is  practically 
►oesible  to  get  an  appreciable  number  of  men  to  work  on  this  method 
lisposal  during  a  storm  on  a  cold  night,  which  is  a  condition  to  be  met 
h  in  the  greater  number  of  snow  storms, 
lie  method  of  disposal  by  flushing  cannot  be  carried  on  except  when 

temperature  is  above  freezing  and  is  therefore  only  supplemental  to 

main  method  of  plowing,  piling  and  hauling  to  the  dumps. 
!*oo  much  stress  cannot  be  laid  upon  the  fact  that  in  order  to  successfully 
<e  with  the  snow  removal  problem  and  open  the  streets  to  traffic  at 

earliest  possible  moment,  the  main  dependence  must  be  placed  on  the 
ws,  supplementing  this  of  course  with  the  employment  of  as  many  men 
it  is  possible  to  obtain  to  work  on  the  panning  method  or  pushing  the 
w  into  sewer  manholes,  and  if  the  weather  is  warm  enough,  the  employ- 
at  of  as  many  gangs  and  flushing  machines  as  possibly  can  be  used  to 
pose  of  the  snow  by  flushing.  In  the  plowing  method  of  disposal  it  is 
course  desirable  to  have  the  dumps  as  close  as  possible  and  this  means 
i  universal  use  of  sewers,  dumping  it  into  the  manholes.  Arrangements 
ist  be  made  where  there  is  insufficient  flow  of  water  to  connect  the 
nholes  with  the  water  system.  On  Sundays  and  holidays  in  business 
tions  of  the  city  where  factories  are  closed  down,  it  will  almost  always 

necessary  to  supplement  the  flow  of  water  in  the  sewer  thru  a  cond- 
ition with  the  water  system  in  order  to  have  sufficient  flow  to  carry 

the  snow. 

7se  of  Sewer  System.  When  the  method  used  is  that  of  plowing,  shoveling  into 
cks  or  carts  and  hauling  to  dumps,  the  length  of  haul  becomes  of  paramount  ins- 
tance, and  it  is  obvious  that  the  use  of  sewer  manholes  as  dumps,  with  the  sewer 
.tern  to  carry  the  material  to  the  rivers,  is  the  most  economical  method  which 
i  be  used,  as  it  reduces  both  the  haul  and  the  handling  to  a'  minimum.  In 
iladblphia  the  sewer  system  has  been  used  since  1912,  but  in  some  cities  the 
thorities  in  charge  of  the  sewer  system  have  objected  to  the  use  of  sewers  as 
>w  carriers, 
rhis  condition  existed  in  new  york  city  until  exhaustive  experiments  were  made 

John  T.  Fetherston,  Commissioner  of  Street  Cleaning,  New  York  City,  and  W. 
ddsmith.  Inspector  of  Public  Works,  Borough  of  Manhattan,  In  1914.  The  fo«"«- 
l  conclusions  were  a  result  of  these  experiments:     (1)  Under  ordinary  cond 
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■now  will  melt  in  a  sewer  300  ft  from  the  point  where  it  is  dumped;   (2)  the 
number  of  B.T.U.  necessary  to  melt  snow  checks  the  actual  test  in  the 
2  cu  yd  per  min  was  found  to  be  the  maximum  rate  at  which  it  was  passible  to 
snow  into  24-in  diameter  sewer  manholes;    (4)  there  is  much  more  heat  in 
than  is  necessary  to  melt  within  300  ft  alL  the  snow  that  can  be  dumped  into 
(5)  syphon  sewers  carry  snow  away  as  well  as  others. 

It  is  also  found  by  experiment  that:     (1)  Snow  can  be  dumped  by  wagon-loads  isto 
sewers  carrying  10  cu  ft  per  sec  or  more;    (2)  panning  can  be  employed  where 
have  3  cu  ft  per  sec  or  more  flowing  in  them,  and  where  the  velocity  is 
1  ft  per  sec;   (8)  the  snow  can  be  shoveled  into  sewers  having  2  cu  f t  per 
in  them,  if  the  velocity  is  greater  than  1  ft  per  sec. 

In  some  cases  the  experiments  show  that  where  the  velocity  was  great  and  the  flo* 
small,  much  snow  can  be  carried  away.  For  instance,  at  one  location  a  sewer  has 
a  flow  of  5.3  cu  ft  per  sec,  the  velocity,  however,  being  10  ft  per  sec,  yet  with  ibh 
slight  flow  the  sewer  made  an  excellent  dump. 

In  referring  to  the  use  of  sewers  for  snow  disposal,  at  the  conference  on  snow  remonl 
held  March  8,  1916,  A.  E.  Kalbach,  Deputy  Street  Cleaning  Commissioner, 
of  the  Bronx,  New  York  City,  stated:  "Until  the  winter  of  1914-15 
had  not  been  made  of  sewers  for  the  removal  of  snow.  Water  transportation  has  si* 
ways  been  cheapest,  and  by  using  the  artificial  waterways  of  the  city,  melted  sea* 
reaches  the  same  destination  as  that  which  is  hauled  to  and  dumped  into  the  rive; 
and  with  the  most  expensive  steps  of  the  latter  operation  eliminated. 

"In  February,  1914,  the  proposition  for  the  complete  utilization  of  sewers  ass 
advanced.  The  general  plan  proposed  was  that  snow  should  be  removed  from  tat 
streets  by  men  equipped  with  regulation  pan  scrapers  who  would  shovel  snow  fen 
the  sewer  manholes  while  the  snow  is  falling  and  as  fast  at  it  falls,  and  that  such  plsi 
would  be  successful  provided:  (1)  That  flow  in  sewers  be  of  sufficient  depth;  (2)  thet 
the  remuneration  to  the  emergency  force  be  sufficient  to  obtain  the  men  in  character 
and  number  required  to  perform  the  work. 

"The  advantages  of  such  a  system  were  pointed  out  to  be:  (1)  Economy  in  dfeponl 
of  snow;  (2)  economy  to  all  persons  engaged  in  transportation,  by  elimination  d 
traffic  congestion  due  to  snow-blocked  streets;  (3)  cleaner  streets,  because  departmetf 
vehicles  could  adhere  more  closely  to  their  normal  schedules,  and  thus  prevent  tat 
dumping  of  household  refuse  on  the  snow  piles  in  many  sections  of  the  city  when  vt 
regularity  of  the  service  is  upset,  owing  to  street  conditions  and  traffic  oonges&a- 

"Upon  the  adoption  of  the  general  plan  a  survey  of  sewers  was  made  to  deienna* 
the  depth  and  velocity  of  sewage  in  1098  miles  of  sewers.  The  information  was  plotted 
on  maps.  Snowfall  data  for  the  previous  46  years,  were  collected  and  analysed. 
Weather  conditions  were  studied  and  department  employees  instructed  to  reard 
observations  of  the  barometer,  wet  and  dry  thermometers,  force  and  direction  d 
wind,  cloud  forms  and  directions  from  which  they  were  moving,  to  be  used  in  maknc 
weather  predictions. 

"The  result  of  the  first  season's  work  was  satisfactory.  Tables  used  in  this  paper 
are  taken  from  the  report  of  Commissioner  Fetheraton  to  Mayor  Mitchel,  comnanif 
work  on  previous  plans  of  contract  work  on  yardage  and  area  bases  as  compared  win 
the  combination  of  snow  fighting  and  snow  removal.  The  rate  of  removal  was  dosha 
the  best  record  obtained  in  the  season  of  1913-1914,  which  itself  was  double  the  bat 
previous  record  on  the  truck  system  of  removal.  The  cost  per  cu  yd,  12.1  carta, 
compared  with  the  average  cost  of  57.3  cents  in  the  six  preceding  winters,  and  wtt 
the  lowest  record  in  that  period  of  88.7  cents. 

"The  speed  of  snow  removal  by  snow  fighting  in  1914-1915  more  than  doubled  u» 
best  previous  record,  and  more  than  trebled  the  average  record  for  the  period  of  19Q2-C. 
when  the  area  basis  of  measurement  was  employed.  The  cost  per  cubic  yard  of  snow 
removed  by  use  of  sewers  in  1914-1915  was  equal  to  one-fifth  the  average  cost  of 
removal  on  the  area  basis,  and  one-fourth  the  cost  of  the  lowest  record  made  frost 
1902  to  1907." 

It  will  be  noted  in  the  following  table  that  the  cost  in  1914-1916  in  New  York  was  11 

ront^  per  cu  yd.     This  was  largely  due  to  the  removal  of  3  868  912  cu  yd  of  snow  st 

*■  per  cu  yd  by  panning  or  shoveling  the  snow  into  sewer  manholes,  and  a  bige 

?e  of  this  work  was  done  on  Easter  Sunday  in  April,  1915,  when  the  weather 

mild. 
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Table  XIV. — Comparison  of  Annual  Snow  Work  Data 

Winter 

Number 

of 
Work- 
ing 
Storms 

Depth 

Working 

Storm 

Inches 

Days 
Work 

Cubic 

Yards 

Removed 

Total 
Coat 

Coat 
per 

Cubic 
Yard 

Average 

Cubic 

Yards 

Removed 

per  Day 

7-08 

9-10 

0-11 

1-12 

2-13 

3-14 

3»  Uvf^vSf  •  •  •  •  •  • 

4-15 

4 

3 

6 

6 

1 

8 

.8.5 

3 

23.0 
80.0 
23.7 
17.7 
11.8 
88.2 
24.1 
22.4 

45 
44 
46 
39 
8 
43 

87.5 
16 

1125  447 
1  873  236 
8  625  716 

1  590  235 
496  047 

5  180  825 

2  148  584 
4  318  481 

$418  556 
1  405  628 

1  470  904 
870  889 
245  623 

2  473  343 
1  146  674 

633  892 

$0,367 
0.750 
0.560 
0.647 
0.496 
0.477 
0.638 
0.121 

25  009 
42  578 
57  081 
40  775 
62  006 

180  484 
57  296 

269  905 

n  Philadelphia  the  snow  and  ice  removed  from  the  highways  are  disposed  of  by 
lg  dumped  either  into  the  sewer  thru  manholes,  many  of  which  have  been  especially 
structed  for  the  purpose,  or  directly  into  either  the  Delaware  or  Schuylkill  Rivers, 
ler  at  the  wharves  or  thru  manhole  openings  in  bridge  floors.  Where  the  normal 
r  in  a  sewer  is  insufficient  to  quickly  carry  away  the  dumped  snow  and  ice,  a  water 
baa  been  installed  which  serves  to  increase  the  flow  and  this  flushing  is  regulated 
the  inspector  stationed  at  the  dumping  station.  Considerable  difficulty  has  been 
erienced  with  sewer  manholes  which  are  located  between  the  rails  on  heavy  traffic 
Hey  lines,  and  arrangements  are  being  made  where  sewers  are  of  sufficient  depth 
construct  sewer  manholes  on  the  shoulder  with  chutes  to  the  sewer. 
Snow  Plow  Outfits.  Aside  from  the  horse-drawn  plows,  which  are 
linary  road  scrapers,  commercial  motor  trucks  can  be  equipped  with 
>ws.  These  are  of  two  types,  one  has  the  plow  attached  to  the  front 
the  truck  and  the  other  simply  hauls  a  road  scraper.  Experience  has 
oionstrated  that  those  plows  attached  to  the  front  of  a  motor  are  more 
icient  in  every  way,  particularly  with  a  wet,  heavy  snow  than  the  plows 
uled  by  trucks,  for  the  reason  that  the  road  scraper  is  comparatively 
ht  and  tends  to  swing  away  from  the  snow,  whereas  this  difficulty  is 
t  experienced  when  the  plow  is  on  the  front  of  a  heavy  motor  truck, 
rticulariy  when  the  truck  body  is  loaded.  The  driver's  seat  on  the  motor 
>w  should  be  closed  in  order  to  keep  him  at  work  at  all  times,  even  under 
b  most  trying  conditions.  The  specification  requirements  for  this  type 
plow  are  as  follows: 

Automobile  Plow  Outfits.  All  automobile  plow  outfits  must  consist  of  a  motor 
ick  of  not  less  than  4  tons'  capacity  and  in  front  of  which  must  be  securely  fastened 
adjustable  plow  blade  set  at  an  angle  of  about  45°,  and  not  less  than  10  ft  in  length 
d  1  ft  in  depth;  or,  a  motor  truck  of  the  same  capacity,  hauling  a  scraper  with  a 
ailaxly  constructed  plow  blade.  Each  such  plow  outfit  must  include  a  driver  and 
e  extra  man. 

Horse-Drawn  Plow  Outfits.  When  the  use  of  horse-drawn  plow  outfits  is  per- 
tted  they  must  consist  of  a  plow  or  road  scraper  of  a  type  to  be  approved  by  the 
def  Engineer,  drawn  by  4  horses  and  manned  by  2  drivers  and  1  operator. 
Hauling  Vehicles.  All  vehicles  used  for  snow  removal  should  be  required 
have  an  ultimate  carrying  capacity  of  at  least  2  cu  yd.  The  box  structure 
ould  be  so  enclosed  on  at  least  three  sides  as  to  give  the  vehicle  a  total 
11  load  capacity  of  at  least  2  cu  yd,  and  to  prevent  the  spilling  of  the 
ntents.  The  inspector  should  be  required  to  measure  and  compute  the 
ibical  contents  of  each  type  of  hauling  vehicle  for  which  he  issues  loading 
;ket8  and  to  indicate  this  capacity  on  the  ticket  by  punching  or  marking 
it  in  indelible  pencil  the  proper  yardage  indication. 


1262        Street  Cleaning,  Disposal  of  Waste,  Snow  Removal     Sect.  S 

Method  of  Determining  Quantity  of  Work  Performed.  The  number  d 
cubic  yards  of  snow  and  ice  removed  and  disposed  of  by  a  contractor  should 
be  determined  in  the  following  manner:  For  each  vehicle  loaded  to  its 
rated  capacity  the  loading  inspector  should  issue  to  the  driver  of  the  vehids 
a  loading  ticket  indicating  by  cubical .  measurements  the  contents  of  the 
vehicle.  After  the  vehicle's  full-sized  load  has  been  delivered  to  the  as- 
signed authorized  dump  and  properly  dumped  and  disposed  of  the  dumpog 
inspector  should  issue  to  the  driver  a  dumping  ticket  in  exchange  for  tba 
loading  ticket  which  the  driver  surrenders  to  the  dumping  inspector. 

Snow  Removal  from  Sidewalks.  One  of  the  weak  features  in  snow  re- 
moval work  is  that  the  snow  is  very  often  removed  at  night  from  the  road- 
ways and  the  following  morning  all  of  the  snow  from  the  sidewalks  ■ 
shoveled  into  the  street  that  has  already  been  cleaned.  In  order  to  cope 
with  this  situation  in  Philadelphia,  thru  the  cooperation  of  the  Police 
Department  a  regulation  was  introduced  which  required  that  the  occupants 
of  homes  and  other  buildings  thruout  the  city  should,  6  hr  after  the  snow 
had  ceased  to  fall,  remove  it  from  the  footways  abutting  their  property, 
leaving  a  passageway  at  least  4  ft  in  width  and  piling  the  snow  on  tar 
footway  between  the  curb  and  a  line  3  ft  within  the  curb.  This  does  away 
with  the  practice  of  shoveling  snow  from  the  sidewalk  into  the  street  after 
it  has  been  cleaned  of  snow. 

Use  of  Cinders  on  Slippery  Roadways.  On  or  before  Nov.  1st  of  eadi 
year  cinder  boxes  should  be  placed  on  the  highways  at  the  locations  where 
traffic  is  heavy  and  it  is  known  that  slippery  conditions  will  develop.  Thest 
boxes,  which  should  be  kept  filled  with  cinders  at  all  times,  should  have  a 
capacity  of  not  less  than  14  cu  ft.  They  should  contain  the  lettering, 
Cinders  for  Slippery  Pavements.  The  cinders  should  be  spread  upon  the 
highways  just  as  soon  as  dangerously  slippery  conditions  develop,  whether 
or  not  the  snow  and  ice  have  been  entirely  removed  from  the  roadway 
surface.  When  necessary,  extra  loads  of  cinders  should  be  hauled  to  tot 
locations  where  needed,  distributed  directly  upon  the  highway  from  tat 
hauling  vehicles  by  a  mechanical  spreading  device. 

15.    Experimental  Methods  for  the  Removal  and  Disposal  of  Snow 

Classification  of  Methods.  Of  the  experimental  methods  none  have  thus 
far  been  found  to  be  practical  for  snow  removal  work  in  municipalities. 
These  devices  and  methods  include  asphalt  surface  heaters,  elevator  gradinf 
machines,  compressing  boxes,  special  sewers  under  the  curbs  and  various 
melting  devices,  such  as  steam  pipes  under  the  sidewalk  and  roadway. 
A  number  of  investigations  and  experiments  have  been  conducted  to  deter- 
mine  the  practicability  of  removing  and  disposing  of  snow  by  mechanical 
melting  methods.  The  more  recent  investigations  were  outlined  by  Fether* 
ton  (2 Id).  Extracts  covering  the  important  experiments  described  are 
included  as  indicated  by  references.  Up  to  1917  no  mechanical  melting 
process  has  been  found  to  be  economically  practical. 

Melting  Snow  by  Steam  Methods  (2 Id).  Preliminary  to  the  investi- 
gation of  the  melting  by  steam  method  of  snow  removal  and  disposal  it 
was  necessary  to  determine  the  latent  heat  and  density  of  snow  as  it  falls. 
A  series  of  experiments  were  accordingly  conducted  during  1915  by  Otto 
H.  Klein,  Director  of  the  Standard  Testing  Laboratory,  New  York  Chy, 
with  the  following  results: 

Teat  of  Snow  as  it  Falls.    Four  determinations  were  made,  giving  values  of 
T9.6  and  81.7  calories,  with  an  average  of  80.9  calories,  equivalent  to  145J 
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Number  of 
Determination 

Density 

Corresponding 
to  Lb  per  Cu  Ft 

1 

0.13 
O.U 
0.17 
0.11 

8.1 

2 

8.8 

3 

11.8 

4 

6.9 

U.    This  represents  a  very  fair  agreement  with  the  theoretical  values  of  80  calories, 
t4  B.T.U.    The  factors  influencing  this  result  include:     (1)  Initial  temperature 
e  snow;  (2)  percentage  of  water  in  the  snow;   (3)  final  temperature  of  the  mix- 
With  the  exception  of  the  second  factor,  the  first  and  third  may  be  readily 
oiled  by,  first,  the  use  of  an  accurate  thermometer  graduated  to  hundredths  of 
pee,  and  second,  having  two  men  perform  the  experiment,  with  one  of  them 
antly  at  the  calorimeter  taking  readings;  in  this  way  an  accurate  estimate  of  the 
ence  in  temperature  may  be  made.    Furthermore,  if  the  snow  can  be  obtained 
w  temperatures  it  is  safe  to  assume  that  it  is  dry  and  contains  no  free  water, 
tnsity  of  Snow  as  it  Falls.    Four  determinations  were  made  on  the  snow  as  It 
ind  the  following  figures  for  the  density  were  obtained: 
e  temperature  of  the  air  at   __ _____________—___^_____________^__ 

time    of    the    experiments 

iged  0.6°  C  (35.8°  F).     The 

ty  of   snow  is  dependent 

three  conditions:     (1)  The 

tactness  of  the  snow  crys- 

(2)  the  water  content;    (3) 

content  of  foreign  bodies. 

.  regard  to  the  presence  of 

m  bodies,  the  density  of  snow 

vary  with  the  locality  and 

become  as  high  as  1.31.    It  is  therefore  obvious  that  the  density  of  snow  is  a 

ble  quantity.     According  to  J.  C.  Trautwine,  the  weight  of  1  cu  ft  of  freshly 

t  snow  will  vary  from  5  to  12  lb,  depending  upon  the  humidity  of  the  atmos- 

»;   and  1  cu  f t  of  snow  when  moistened  and  compacted  by  rain  will  vary  from 

50  lb.    Ludwig  Schaller  in  "die  Belastung  der  Baukonstruktionen  durch  Schnee," 

1  the  density  of  very  dry  clean  snow  to  be  0.12,  while  that  of  very  dry  snow 

►acted  by  wind  was  0.17;   under  other  conditions  (moisture,  etc)  it  may  became 

0.46,  etc 

latum  of  Latent  Heat  to  Varying  Degrees  of  Density.  Determinations  made 
rase  freshly  fallen  snow  and  also  on  packed  snow  indicate  no  difference  in  (lie 
t  heat.  The  latent  heat  naturally  depends  upon  the  mass  of  the  snow,  but  has  no 
action  whatever  with  volume  per  *e  and  therefore  only  as  far  as  mass  concerns 
tensity,  will  the  latter  determine  the  latent  heat  of  the  snow.  The  only  impor- 
factor  to  consider  in  this  connection  is  the  water.  With  an  increase  in  the  per- 
tge  of  the  water  in  the  snow,  the  density  increases,  and  the  latent  heat  decreases, 
oount  of  Dust  Entrained  in  Snow  as  it  Falls.  As  was  mentioned  above,  the 
tnce  of  foreign  bodies  in  the  snow  will  obviously  depend  upon  the  locality.  The 
oe  obtained  show  that  the  samples  of  snow  collected  at  the  roof  of  this  laboratory 
lined  from  a  trace  to  0.05  %  entrained  dust.  In  every  snowfall,  after  the  snow 
seen  falling  for  a  short  period,  the  atmosphere  is  freed  of  impurities,  therefore 
irst  part  of  the  fall  contains  the  greater  part  of  the  atmospheric  dust.  Hence 
ondition  of  the  atmosphere  is  another  factor  to  be  considered, 
ish  Test  This  test  was  made  in  order  to  determine  the  approximate  quantity 
iter  necessary  to  flush  a  definite  quantity  of  snow,  and  the  following  experiments 
made.  In  the  first  case,  2400  grams  of  snow  at  0.2°  C  (32.3°  F)  required 
0  cu  cm  of  water  at  9°  C  (48°  F)  to  flush  it  off;  while  in  the  second  case  2360 
s  of  snow  at  0°  C  (32°  F)  required  34  840  cu  cm  of  water  at  8.8°  C  (47°  F)  to 
it  off.     Ordinary  tap  water  was  used. 

28  640 


e  ratio  of  water  to  snow  is 


—  in  the  first  case,  and  — —  in  the  second 
1  1 


2  400 

These  values  have  little  significance,  however,  for  a  great  deal  depends  upon 
smperature  of  the  water  used. 

lative  Weights  of  Snow  and  Ice.  Some  years  ago  a  number  of  experiments  were 
rxned  at  Kingston,  Canada,  on  the  relative  bulks  of  snow  and  ice.  The  results 
l  are  recorded  (27)  showed  that  the  average  temperature  of  1  cu  ft  block  of 
as  —  18°  C  (0°  F)  and  its  weight  was  57  lb.  The  block  was  allowed  to  melt  at 
y  (52°  F)  and  yielded  %  cu  f t  water  or  1512  cu  in  weighing  54  lb.  One  cu  ft  of 
was  then  taken  up  and  compressed.    Its  average  temperature  was  —  7°  C  (19.6°  F), 
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weight  63  lb,  14  ounces,  and  when  melted  at  11°  C  (52°  F)  yielded  1728  cu  in 
weighing  1021  ounces  or  63  lb,  18  ounce*. 

Snow  Melting  with  Portable  Steam  Boilers.  Accepting  the  latent  heat  of  snow 
at  144  B.T.U.  the  following  data  was  compiled  by  Fetherstoa.  It  was  assumed  that 
the  snow  melting  equipment  would  consist  of  portable  steam  boilers  with  flexible 
steam  hose  connections  operated  by  laborers.  It  was  also  assumed  that  the  water 
produced  by  the  melted  snow  would  run  thru  the  gutters  to  the  sewer  inlets  withost 
freezing. 

Table  XV.— Data  on  Snow  Melting  by  Portable  Steam  Boiler 

Hbat  Required  pbb  Pound  of  Snow: 

Latent  heat  of  snow 144  B.T.TJ. 

Heat  required  to  raise  temperature  from  — 6.7°  to  0°  C  (20° 

to  32°  F) 12  B.T.TJ. 

Heat  required  to  warm  water  24°  C  (76°  F) 44  B.T.TJ. 

Total  heat  required  to  melt  snow  and  run  water  to  sewer  basin  200  B.T.TJ. 
Weight  of  Snow  pbb  Cubic  Foot: 

Minimum  weight  newly  fallen  snow. 6  lb 

Ordinary  weight  newly  fallen  snow 12  lb 

Weight  of  snow  in  trucks  after  handling 80  lb 

Assumed  average  weight  city  snow 16  lb 

Snow  Melted  peb  Pound  Coal: 

1  lb  steam  at  50  lb  pressure  contains 1174.00  B.T.TJ. 

1174 

1  lb  steam,  no  waste,  will  melt  — — -  or 5.87  lb  snow 

200 

In  portable  boiler  assume  steam  delivered  per  pound   of 

anthracite  coal 6.00  lb  steam 

Hence  snow  melted  per  pound  of  coal  would  be  6  X  5.87 35.22  lb  snow 

Volume  of  Snow  Melted  pee  Pound  Coal: 

Assumed  weight  of  snow  per  cubic  foot 16  lb 

Hence  1  lb  coal  (without  waste  of  steam)  will  melt  — ^- 2.2  cu  ft 

16 

Area  Cleared  of  Snow  by  Steam  from  l  lb  of  Coal: 

Assume  6-in  snowfall: 

2  2 

1  lb.  coal  will  melt,  without  waste  of  steam,  -1- 4.4  sq  ft 

0.5 

Assume  12-in  snowfall: 

2  2 
1  lb  coal  will  melt,  without  waste  of  steam,  -j- 2.2  sq  ft 

Speed  of  Melting: 
Assume  70-h.  p.  portable  boiler  on  wheels,  allow  25  sq  ft  grate 
area  and  12  lb  of  coal  burned  per  sq  ft  of  grate  per  hr  or 
800  lb  coal  per  hr. 
Note:    A  70-h.  p.  boiler  on  wheels  will  weigh  15  000  lb  without 

water. 
Area  cleared  of  snow  per  hour: 

6-in  snowfall,  800  X  4.4 1320  sq  ft,  146  sqyd 

12-in  snowfall,  300  X  2.2 660  sq  ft,73.3  sq  yd 

Volume  melted  per  hour: 

300  lb  coal  X  2.2  cu  ft 660  cu  f t 

Equivalent,  cu  yd 24.44 

Cost  peb  Hour,  70-H.  P.  Pobtable  Boileb  and  Crew: 

Coal  at  $6.25  per  ton  -  — •  - $0.9400 

2000 

Horses,  4  at  $1.50  per  8-hr  day 0.7500 

Driver,  1  at  $2.60  per  8-hr  day 0.3125 

Engineer,  fireman,  1  at  $4.50  per  8-hr  day 0.5625 

T   *     *t*  on  steam  hose,  2  at  $2.50  per  8-hr  day 0.6250 

10  fixed  charges $3.1900 
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Cubic  yards  melted  per  hour,  no  steam  wasted 24.4 

Cost  per  cubic  yard,  original  snow x      $0.13 

tucation  op  Estimates  to  Conditions: 

In  Manhattan,  Bronx  and  Brooklyn,  the  street  area  scheduled 

for  removal  was 22  410  446  sq  yd 

Number  of  70-h.  p.  boiler  hours  required  to  clear  this  area: 

After  6-in  snowfall 152  764 

After  12-in  snowfall 805  736 

Number  of  70-h.  p.  boilers  working  24  hr  per  day  required  to 
clear  snow: 
For    6-in  storm,    6  days  \  1  nA1 

For  12-in  storm,  12  days  J x  UOi 

Cost  of  1061  boilers  at  $700 $742  700 

Minimum  charge  for  interest,  depreciation  and  storage  per 

annum  on  above  machines  would  amount  to  15% Ill  405 

For  average  year,  4  storms  of  6  in  are  removed,  576  hours  per 
year  boiler  in  use,  thus  the  overhead  per  hour  per  boiler 
would  be 18  cents 

rruALiTiEs: 

Allow  50%  efficiency  in  the  application  of  steam  from  hose  on 

street,  this  is  believed  to  be  high,  then  the  cost  per  cu  yd 

of  original  snow  would  be  26  cents  without  fixed  charges. 

With  fixed  charges  27.6  cents. 
For  comparison  with  truck  haulage  cost  in  Manhattan,  47 

cents  per  cubic  yard,  the  shrinkage  in  original  snow  would 

amount  to  at  least  50%;   thus  cost  of  melting  by  steam 

would  be  62  cents  per  cu  yd  without  fixed  charges,  or 

65.2  cents  with  fixed  charges* 

dal  Consumption  of  1061  Boilers: 

To  clear    6-in  storm  in    6  days 22  915  tons 

To  dear  12-in  storm  in  12  days 46  860  tons 

To  keep  the  boilers  supplied  will  require  the  delivery  of  159.1 
tons  of  coal  per  hr  at  1061  localities  in  the  city. 

HE  A8HBS  TO  BB  REMOVED  PROM  BOILERS: 

After   6-in8torm 2  292  tons 

After  12-in  storm 4  586  tons 

Cost  of  ash  removal  not  covered  in  estimates,  but  would 

amount  to  $1  per  ton,  and  require  the  services  of  382  city 

carts  to  remove  ashes  in  1  day  after  a  6-in  storm,  or  764 

carts  for  1  day  after  a  12-in  storm. 

Snow  Melting  by  Steam  Generated  by  Coke  and  by  Naphtha  Furnaces*  During 
J96  actual  tests  were  made  in  New  York  City  by  C.  D.  Pollock  under  the  direction 
'  Commissioner  Waring  of  the  Street  Cleaning  Department. 


Table  XVI. — Snow  Melting  Test  Data 

8TEAM  SNOW  MELTING  TEST,  SUNDAY,  FEB.   17,   1895 

Franklin  St.  basin,  140  ft  east  of  Broadway,  8-br  test.  • 

Engineman,            $3.50  for  10  hr $2.80  Result:   Melted  62  loads 

Assistant,                  2.25  for  10  hr 1  80  snow  at  2834  cents  per 

Boiler,                       5.00  for  10  hr 4.00  load.      Does  not  include 

J4  Chaldrons  coke  at    4.00 7.00  piling  and  loading. 

Laborers  at  basin,    2.00  for    8  hr 4.00 

Carts,                       8.50  for    8  hr 10.60 

$30.10 
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8TBAM  SNOW  MILTING  TBBT,  MONDAY  MIGHT,  FEB.   18,  1895 

Franklin  St.  basin,  9  hr  test. 

2      Engineers,  S3. 50  for  10  hr $6.30      Result:     Melted 

1  Assistant,  2.25  for  10  hi 2.03  snow  at  51.8 

2  Boilers,  5.00  for  10  hr 9.00  not   include 

8H  Chaldrons  coke  at   4.00 14.00  loading. 

8     Shovelers  at  basin,  2.00  for    8  hr 6.75 

6     Carts,  3.50  for    8  hr 15.75 


104 


$53.83 

tb»t  or  CUNDBLL'8  naphtha  snow  mbltino  machinb 
Night  of  Feb.  11,  2  blocks  on  Worth  St.,  from  Broadway  to  West  Broadway. 
Time  of  first  machine,  4  hr,  57  min  L     .  _  ,  _  . 
Time  of  second  machine,  4  hr,  12  min/Totai»  9'lb  hr' 
20  Barrels  naphtha  used  in  12J4  hr,  1.6  an  hr  at  $3.75  per  bbL 

Cost  of  naphtha  per  hr,  $6  for  9.16  hr $54.90 

15  Laborers  at  $2.00 $30.00 

1  Foreman 2.60 

1  Engineer 3.50 

1  Assistant  Engineer 2.00 

Cost  of  Labor,  8  hr $88.00 

Cost  of  Labor,  9.16  hr 48.46 


$98.36 
Two  hundred  and  sixty-four  loads  of  snow  in  D.  S.  C.  carts  were  removed  fran 

Leonard  St.,  between  Broadway  and  West  Broadway  and  Temple  Court  on  night  of 

Feb.  12th,  1895.    Assuming  the  same  quantity  of  snow  to  have  been  taken  fran 

Worth  St.,  then  the  cost  per  loud  was  about  37  cents. 
Snow  Melting  by  Electric  Method.    During  Feb.,  1914,  the  New  York  Edison  Co, 

New  York  City,  carried  out  a  series  of  experiments  on  melting  snow  by  electric  power 

with  the  following  results: 

Table  XVH.— Data  on  Snow  Melting  by  Electricity 


* 

s 

QQ 

3l 

1 

9 
2 
2 

Elapsed 
Min 

Time 
Hr 

Electrical  Data 

Raths 

Test 

Volts 

Amps 

Kw 

Kw-hr 

Ca  Yd 

Kw-te 

CuYs 

1... 
2... 
8... 

4... 

7.25 
84.00 
17.00 
86.00 

0.121 
1.400 
0.284 
0.600 

236 
242 
240 
147 

1017 

1100 

1010 

717 

240 

267 

avg242 

107 

29.0 

845.3 

avg    68.7 

64.2 

•  •   •    • 

76°  F 
39°F 
83°  F 

8.8 
6.4 
7.0 
8.83 

29.0 
38.4 
34  .S 
34.1 

The  snow  which  was  melted  weighed  35  lb  per  cu  ft  and  it  was  estimated  that  wits 

more  efficient  apparatus  the  current  consumption  could  be  reduced  from  H  to  3-£.    At 

a  cost  of  1H  cents  per  kw-hr,  the  charge  for  melting  would  approximate  46  cents  per 

cu  yd*  when  dealing  with  snow  weighing  85  lb  per  cu  ft.    The  cost  of  gathering  and 

handling  mow  would  still  have  to  be  added  to  the  melting  expense,  also  the  fixed 

charges.    If  hydrant  water  were  not  available  for  supplementing  the  normal  flow  oi 

sewage,  the  use  of  electric  melters  might  be  advantageous,  but  it  is  doubtful  if  tan 

method  would  compete  with  direct  sewer  disposal. 

s"ow  Melting  by  Gas  Heat  Method.    So  far  as  known  no  extensive  inveatigatioaf 

"■n  the  practicability  of  utilising  gas  heat  for  removing  snow  have  been  con- 

'-his  country.    In  referring  to  this  matter,  however,  Fletcher  (22)  states  that: 

of  melting  by  coal  gas  is  absurd.    Six  inches  deep  of  average  snow,  warn 
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melted,  becomes  H  in  depth  of  water,  24  sq  ft  of  which  will  weigh  62H  lb  or  28.4  lb 
per  sq  yd.  At  this  rate  the  snow  on  one  mile  of  street  20  yd  wide  would,  if  6  in  deep, 
weigh  823  680  lb  or  863^  tons.  The  heating  power  of  London  gas  is  660  units  per 
eu  ft  and  we  may  assume  that  600  units  could  be  utilised.  It  has  been  proven  that 
1  lb  of  snow  at  the  freezing  point  requires  160  units  of  heat  to  melt  it  and  raise  the 
temperature  of  the  water  obtained  to  4.4°  C  (40°  F)  and  this  effect  would  be  produced 
on  SH  lb  snow  by  the  consumption  of  1  cu  ft  of  coal  gas.  From  the  above  data,  it 
will  be  found  that  to  melt  the  snow  in  the  assumed  mile  of  street  would  require  the 
consumption  of  247  000  cu  ft  of  gas,  costing  at  3  s  ($0.73)  per  1000  cu  f  t,  a  little  over 
87  lb,  or  at  the  rate  of  3266  lb  per  sq  mile.  Even  if  we  were  to  assume  that  the 
cost  of  gas  and  labor  was  not  prohibitive,  the  fact  that  the  ground  itself  is  usually 
colder  than  0°  C  (82°  F)  must  be  considered,  and  the  ground  would  also  have  to  be 
warmed  or  a  thin  surface  of  glassy  ice  would  remain  after  the  snow  was  removed; 
thi«  would  also  condemn  the  project." 

Steam  Pipes  Under  Sidewalks  and  Roadway.  There  has  been  suggested 
the  installation  of  steam  pipes  under  the  sidewalks  and  roadway,  connected 
with  central  heating  plants. 

General  Considerations.  No  estimate  is  available  of  the  cost  of  such  an  installation. 
The  installation  of  a  system  of  heating  which  would  insure  the  temperature  of  the 
pavement  remaining  at  say  27°  C  (80°  F),  while  the  temperature  of  the  air  was  as 
low  as  — 18°  C  (0°  F),  would  serve  to  prevent  any  accumulation  of  the  snow  and  the 
snow  problem  on  city  streets  would  be  solved  in  an  ideal  way.  Some  such  arrangement 
may  ultimately  be  used  on  certain,  streets  in  large  cities,  but  the  difficulties  in  the 
way  of  such  a  scheme  are  many.  It  would  be  necessary  to  install  one  or  more  mains, 
depending  on  the  width  of  the  street,  with  laterals  not  more  than  4-ft  centers  from 
house  line  to  house  line.  This  would  mean  that  either  the  entire  pavement  would 
have  to  be  removed  or  that  it  would  be  necessary  to  wait  until  the  street  was  repaved 
before  installation.  With  such  a  network  of  pipes  on  the  surface,  the  difficulty  of 
installing  new  underground  structures  is  apparent.  The  question  of  taking  care  of 
the  large  quantity  of  condensed  steam  would  also  be  a  problem  in  itself.  As  there 
is  scarcely  a  building  in  the  center  of  a  city  which  is  not  equipped  with  a  heating  plant, 
some  arrangement  or  legislation  might  be  had  to  compel  property  owners  to  supply 
with  steam  the  pipes  directly  in  front  of  their  properties,  this  to  be  supplemented  by 
the  heating  plants  controlled  by  the  city.  The  cost  and  impracticability  of  installing 
such  a  system  on  a  large  scale,  on  account  of  the  numerous  difficulties  to  be  encountered 
would  not  seem  to  warrant  serious  consideration,  but  in  1960  or  later,  when  there  is 
a  possibility  of  dreams  of  the  ideal  city  becoming  a  fact,  this  method  is  recommended 
for  consideration  in  connection  with  future  dty  planning. 

Portable  Car  Equipped  with  Steam  Pipes.  The  Penn.  Co.  has  been 
using  several  snow  melting  devices  on  their  Philadelphia  Terminal  Division. 
One  of  these  devices  might  be  made  particularly  applicable  to  municipal 
work;  the  others  are  peculiar  to  railroad  work,  such  as  the  melting  of  snow 
in  switches  with  burning  oil,  and  the  disposal  of  snow  in  snow  melting  pits 
located  in  their  yards.  Also  a  device  on  a  locomotive  by  which  the  snow 
is  blown  away  from  the  tracks  with  live  steam  sent  thru  a  pipe  located 
between  the  wheels  and  near  the  tracks,  but  the  idea  of  equipping  a  car 
with  steam  pipes  for  melting  snow  is  one  which  is  worthy  of  attention  for 
municipal  work. 

Method  of  Use.  The  R.  R.  Co.  uses  a  gondola  car,  the  inside  dimensions  being 
about  38  ft  8  in  in  length  by  9  ft  3  in  in  width  and  3  ft  9  in  in  depth,  about  1  ft 
below  the  top  of  the  car  being  a  false  bottom  forming  a  pan,  which  is  used  for  the 
steam  pipes  and  for  storing  hot  water.  The  steam  pipes  are  of  various  lengths  and 
are  oped  at  the  ends.  This  arrangement  distributes  the  steam  directly  over  the  entire 
pipe.  The  first  snow  is  melted  by  the  steam  and  in  a  short  time  the  accumulated 
water  is  boiling.  The  snow  is  then  melted  by  the  boiling  water.  In  the  center  of  the 
pan  is  a  small  manhole,  11  in  high,  thru  which  the  water  overflows  to  the  lower  part 
of  the  car  which  is  about  2  ft  6  in  in  depth,  and  is  used  for  the  storing  of  the  accumu- 
lation of  snow  water.  The  amount  of  snow  that  can  be  melted  in  the  car  before  letting 
the  water  out  is  equivalent  to  approximately  26  carloads  of  the  type  of  car  generally 
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*  day  of  10  hr. 

dumped  at  any  drain  or  pit,  or  when  the  around  ia  irotcn,  at  anj 
readily  drain  any.  A  single  car  haa  a  distinct  advantage  over  a 
itad  diBtricta.  It  aJao  frequently  happens  that  a  car  can  be  emptied 
-eiaanow  to  be  Loaded.  In  this  way  more  snow  ia  being  diapered  a! 
tyingitaelf.  Naturally,  the  beat  results  are  oblained  by  handling  Ihe 
w  and  before  too  much  dirt  la  mined  with  it     The  car  baa  be™  as 

)!  anow  had  been  removed.  During  all  Ihe  anow  atoms  of  1st 
the  R.  R.  Co.  did  not  haul  one  ahovelful  of  anow  from  the  Peas, 
conaidering  the  actual  necessity  of  keeping  these  track*  prwrtJeaJb1 
iw,  particularly  around  atdtches,  the  H.  K.  Co.  feels  that  thiaabon 
Ivantagea  of  the  various  melting  devicea  which  they  are  uaanf. 

linistratitm  and  Organization  of  Snow  Removal 
nintion.  Aa  in  any  other  similar  character  of  work  it  it 
e  a  very  definite  order  of  procedure  in  the  general  organiia- 
1  the  work  ia  performed,  and  the  following  details  of  such 
in  Philadelphia,  under  the  direction  of  the  author  as  Chin 
Highways  and  Street  Cleaning  from  1913  to  1917.  will  git* 
some  of  the  essential  factors  necessary  to  property  contiul 


iticn  Chart  of  the  Routine  Snow  Removal  Work  in  Reaidcntal 

and  Outlying  Buainess  Sections  of  Philadelphia 

md  contractors'  forces;    (2]  regular  street  cleaning  force*; 

miniopnl  lahur  forces. 

of  snow  and  ice  from  the  entire  area  of  highwavs  in  th* 

section,  which  is  divided  into  19  districts,   was  done  hv 
now  removal  contractors'  forces,  emergency  laborers  sad 
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8  regular  street  cleaning  and  municipal  labor  forces  under  the  direct 
pervision  of  the  Chief  Engineer  assisted  by  a  provisional  organization 
mposed  of  special  assignments  from  the  entire  engineering  and  inspection 
*ce.  That  portion  of  the  snow  removal  work  which  was  performed  jointly 
the  regular  street  cleaning  forces  and  the  municipal  labor  forces  under 
&  direct  supervision  of  the  district  engineers  and  their  regular  subordinate 
sanitations,  included  the  removal  of  snow  and  ice  from  highway  crossings, 
ttere,  sewer  inlets  and  the  vicinity  of  fire  hydrants  thruout  the  city; 
d,  after  this  work  was  finished  the  cleaning  of  the  entire  areas  of  certain 
iected  highways  in  the  impor- 

nt  business  sections  in  the  sev-  /  chief 

al  respective  districts.     A  large  (Engineer  J 

roe  was  also  employed  opening 

>  the  suburban  and  country 
ads,  where  the  drifts  often 
mpletely  block  traffic.  The 
ganusation  details  of  both  the 
gular  district  forces  and  the 
ovisional  central  forces  are  in- 
sated  respectively  on  charts, 
gs.  5  and  6. 

The  Snow  Alarm  or  Mobili- 
tion  of  the  Snow  Removal 
trees.  The  main  idea  in  a  snow 
moval  organization  is  pre- 
tredness.  The  snow  alarm,  or 
eparedness  in  the  work  of  snow 
moval  as  it  was  generally 
rmed  in  Philadelphia  was  an 
novation  introduced  by  the 
riter  when  Chief  of  the  Phila- 
dphia  Bureau  of  Highways  and 
•reet  Cleaning  and  was  operated 
:>m  1912  to  1917.  The  con- 
ption  and  operation  of  the  snow 
arm  in  Philadelphia  was  one  of 
ie  unique  improvements  which 
suited  in  greatly  benefiting  the 
immunity. 

Details  of  Operation  of  Snow  Alarm. 
t  any  hour  of  the  night,  as  soon  as 
e  snow  started  to  fall  the  Electrical 
ureau  in  the  City  Hall  notified  the  Chief  Engineer  of  the  Bureau  of  Highways  and 
&  several  division  and  assistant  engineers  in  charge  of  snow  removal  work,  by 
lephone  in  their  respective  homes.  The  engineer  in  general  charge  of  snow  re- 
oval  work  lived  in  the  central  part  of  the  city  and  when  weather  conditions  neces- 
tated  was  in  constant  communication  with  the  Weather  Bureau  and  the  Chief 
ngineer  of  the  Bureau  of  Highways.  This  engineer  also  kept  an  hourly  record  of 
\e  thermometer  and  barometer  readings,  the  depth  of  snow,  direction  of  wind,  so 
iat  an  exact  history  of  every  storm  was  at  hand.  The  snow  alarm  or  the  order  to 
obilize  the  forces  and  begin  snow  plowing  or  removal  operations  was  given  by  the 
bief  Engineer  of  the  Bureau.    This  action  was  based  on  the  likelihood  of  the  depth 

the  snowfall  of  2  in  or  more,  and  the  existing  and  predicted  weather  and  tempera- 
ire  conditions.    In  giving  the  alarm  the  Chief  Engineer  telephoned  his  instructions 

>  the  assistant  engineer  in  charge,  who  immediately  transmitted  these  instructions 


Fig.  6.  Organization  Chart  of  the  Emer- 
gency Snow  Removal  Work  in  the  Cen- 
tral Business  Section  of  Philadelphia 
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to  the  several  division  engineers.     The  division  engineers  in  torn  communicated  vita  ! 
their  special  assistants,  who  immediately  reported  at  the  main  office.    The  issuance  d 
instructions  to  all  concerned  occupied  but  a  comparatively  short  time  as  the  Elec- 
trical Bureau  handled  all  calls  in  connection  with  a  snow  alarm  as  emergency  calls. 

The  inspectors  assigned  to  the  snow  plows  were  first  called  to  duty.  These  in- 
spectors reported  at  the  stables  and  garages  where  the  respective  plows  to  which  the/ 
were  assigned  were  kept.  Each  inspector  had  the  names  ard  addresses  of  the  ptar 
operators  and  it  was  his  duty  to  see  that  the  contractor  or  his  representative  sssignrtl 
to  the  stable  or  garage  made  immediate  arrangements  to  get  these  men  to  report  to  the 
stable.  Arrangements  were  also  made  with  the  Police  Department  to  aid  the  is> 
specters  in  reaching  the  men  and  upon  request  patrolmen  were  assigned  to  this  doty. 
When  the  plows  were  ready  to  start  work  the  inspectors  notified  the  main  office  an! 
the  plows  were  kept  in  readiness  until  ordered  to'  work.  This  scheme  put  the  depart* 
ment  in  control  of  the  plows  at  the  beginning  of  the  storm. 

As  soon  as  the  indications  pointed  to  a  continuance  of  the  storm  the  entire  snow 
fighting  equipment  was  ordered  out,  upward  of  1000  telephone  messages  being  sent 
out  to  various  parts  of  the  city  calling  out  squad  leaders,  inspectors,  drivers,  teams, 
laborers,  and  officers  in  the  various  police  districts  who  aided  in  getting  out  the  men. 
This  army  of  laborers  and  teams  kept  constantly  at  work  in  day  and  night  shifts, 
plowing,  shoveling  and  dumping  the  snow  into  sewer  manholes  and  into  the  Delawsie 
and  Schuylkill  Rivers.  Every  man  in  the  snow  removal  organization  had  a  particular 
function  assigned  to  him.  For  instance,  each  dump  inspector  knew  just  what  to  de 
when  he  got  there;  the  driver  of  every  team  knew  where  he  was  to  report*  at  wait 
point  he  was  to  start  to  load,  and  at  what  sewer  manhole  or  wharf  he  was  to  duns 
his  loads,  and  there  was  no  confusion.  Fighting  the  snow  at  night  during  some  ef 
the  storms  during  the  period  of  1912  to  1917  was  no  easy  task  for  the  engineers  assigned 
as  squad  leaders,  the  inspectors  and  the  laborers,  and  it  required  the  constant  presence 
of  the  Chief  of  the  Bureau  and  his  principal  assistants  to  encourage  the  men  and  stir 
up  the  necessary  enthusiasm  to  keep  the  work  going. 

The  main  idea  in  the  Philadelphia  snow  alarm  was  simply  the  practical  application 
of  the  principle  of  preparedness  in  the  work  of  snow  removal.  The  organisation  bad 
been  instructed  in  the  methods  that  under  the  circumstances  would  seem  to  be  beet 
adapted  to  prevent  interruption  to  traffic  during  and  after  a  snowfall.  During  the 
daytime  the  mobilization  of  the  snow  fighting  forces  was  an  easy  matter  as  compared 
with  turning  out  this  force  at  night.  It  is  practically  impossible  to  get  a  great  number 
of  laborers  to  work  at  night  during  a  very  severe  storm,  and  to  offset  this  great 
was  laid  on  the  use  of  the  snow  plows  to  keep  the  streets  open  to  traffic, 
the  storm  occurred  in  the  daytime  or  at  night  when  the  weather  conditions 
too  severe  considerable  of  the  work  was  performed  by  flushing,  sweeping  and  ahovefiaf 
snow  into  sewer  manholes  and  inlets.  This  method  could  not  be  depended  upon  m  a 
heavy  storm  as  it  would  be  practically  impossible  to  get  a  sufficient  labor  force  to 
work  to  keep  the  streets  open  to  traffic,  and  it  is  for  this  reason  that  the  plows  should 
be  kept  constantly  at  work  plowing  the  snow  to  the  side  of  the  street  during  the  progress 
of  the  storm.  This  keeps  the  streets  open  to  traffic  when  difficulty  is  experienced  whs 
the  labor  situation.  There  never  should  be  very  great  difficulty  in  getting  laborer* 
and  teams  in  the  daytime  or  at  night  to  load  the  snow  piled  at  the  side  of  the  street 
into  the  wagons  and  haul  it  to  the  dumps.  It  is  difficult,  however,  to  secure  sufficient 
laborers  to  dispose  of  the  snow  by  shoveling  it  into  sewer  manholes.  This  feature 
of  the  work  should  be  simply  supplemental  to  the  main  feature,  which  is  the  use  of 
the  plows  to  keep  the  streets  open  to  traffic,  and  after  several  years'  experience  wits 
this  method  it  would  seem  good  policy  to  have  on  hand  snow  plows  and  place  tat 
main  dependence  upon  them,  as  it  takes  very  little  time  to  get  them  on  the  work  sad 
it  is  possible  to  keep  them  at  work  at  all  times,  even  during  the  most  trying  conditions. 
When  the  snow  is  plowed  to  the  side  of  the  street  it  simplifies  loading  it  in  wagms  far 
disposal. 

Availability  of  Employees  for  Duty.    All  employees  assigned  to  snow  removal 

work  should  be  on  duty  at  all  hours  of  both  the  day  and  night  during  the  entire  winter 

~™   subject  to  call  at  any  hour  of  the  day  or  night  to  report  for  the  routine  per* 

required  by  their  respective  assignments.    When  the  weather  conditiosf 

that  snow  may  be  expected  the  employees  should  be  required  in  case  d 

om  the  scheduled  call  address,  to  make  suitable  arrangements  for 
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Immediate  notice  of  any  order  to  report  for  duty  that  may  be  sent  them  and  to  hold 
themselves  in  readiness  for  a  subsequent  call.  Employees  should  be  required  to 
promptly  advise  the  assistant  engineer  in  charge  of  snow  removal  work  of  any  change 
in  their  call  addresses  or  telephone  numbers. 

Arrangements  for  Calling  Snow  Removal  Forces  to  Duty.    Both  the  division 

engineers  and  the  district  engineers  should  be  required  to  maintain  a  complete  roster 

of  both  the  regular  municipal  labor  and  street  cleaning  forces  and  the  emergency 

snow  removal  forces  under  their  respective  jurisdiction.     This  roster  should  contain 

the  name  and  call  address  and  telephone  number  by  which  each  member  of  the  force 

may  be  reached,  and  also  the  numbers  of  the  police  districts  in  which  their  homes 

are  located.    Each  of  the  municipal  gang  labor  foremen  should  be  made  personally 

responsible  for  the  notification  and  reporting  on  the  work  of  a  selected  number  of 

the  municipal  labor  employees  living  in  his  locality.    The  inspectors  and  gang  foremen 

should,  when  weather  conditions  make  it  necessary  or  advisable,  hold  themselves  in 

readiness  to  be  called,  but  need  not,  however,  telephone  to  the  office.    When  an 

employee  cannot  be  reached  by  telephone  the  police  district  in  which  his  home  is 

located  should  be  requested  to  notify  him  by  sending  a  policeman  to  his  home.    After 

proper  notice  is  given  the  contractors  should,  however,  be  responsible  for  the  prompt 

reporting  of  their  forces  on  the  work  in  accordance  with  the  pre-arranged  assignments. 

Duties  of  Division  Engineers.    The  division  engineers  should  be  required  to 

exercise  a  vigorous  supervision  over  both  the  emergency  and  the  regular  district  snow 

removal  work  under  their  respective  supervision,  and  to  see  that  the  work  is  conducted 

in  such  a  manner  as  to  satisfactorily  meet  the  prevailing  conditions.    The  amount  of 

time  spent  by  the  division  engineer  in  either  the  office  or  supervision  of  the  work  should 

be  governed  entirely  by  the  current  requirements  of  the  work,  but  all  work  of  a  routine 

nature  should  be  assigned  to  their  special  assistants. 

Duties  of  Special  Assistants  to  Division  Engineers.  The  special  assistant*  to 
the  division  engineers  should  be  instructed  to  report  promptly  at  the  main  office  when 
the  weather  conditions  seem  to  indicate  that  a  snowfall  of  2  in  depth  or  more  will 
occur,  and  on  arrival  at  the  main  office  they  should  immediately  report  their  presence 
to  their  respective  division  engineers  either  verbally  or  by  telephone.  The  special 
assistants  should  be  provided  with  a  copy  of  the  organization  schedule  and  the  call 
addresses  of  all  of  the  employees  and  contractors  assigned  to  snow  removal  work, 
the  planning  board  equipment,  hauling  tickets  and  report  forms.  When  instructed 
to  order  eut  the  forces  they  should  transmit  the  instructions  to  the  several  squad 
leaders  assigned  to  their  respective  divisions.  The  special  assistants  should  be  re- 
quired to  keep  in  close  touch  with  the  U.  S.  Weather  Bur.  in  order  that  there  may  be 
a  knowledge  of  any  forecasted  weather  conditions  that  may  influence  the  manner 
in  which  the  work  may  be  prosecuted. 

Duties  of  Squad  Leaders.  After  receiving  notice  to  begin  operations  the  squad 
leaders  should  be  responsible  for  the  prompt  reporting  on  the  work  of  the  inspector 
and  the  contractors'  equipment  and  forces  assigned  to  their  squad  and  should  see 
that  the  snow  removal  work  in  the  respective  districts  is  promptly  begun  and  performed 
in  an  effective  and  systematic  manner  and  that  the  assistant  engineer  in  charge  is 
kept  advised  of  the  progress  of  the  work  by  making  informal  verbal  or  telephone 
reports  at  hourly  intervals  during  the  day  and  by  submitting  a  formal  report  sum- 
marizing the  performance  for  each  day.  Prior  to  the  advent  of  snow,  however,  the 
squad  leaders  should  be  required  to  fully  acquaint  themselves  with  the  physical  and 
traffic  conditions  existing  in  their  respective  districts,  the  location  and  character  of 
the  assigned  dumping  places,  the  quantity  and  character  of  and  the  storage  locations 
of  the  contractors'  equipment,  and  the  names  and  call  addresses  of  both  the  contractors 
and  inspectors  assigned  to  their  respective  squads.  They  should  be  required  to  see 
that  their  inspectors  and  the  contractors  are  thoroly  instructed  in  their  respective 
duties  to  insure  that  there  will  exist  no  possibility  of  misunderstanding  concerning 
any  detail  of  the  work.  The  squad  leaders  should  also  be  required  to  provide  them- 
selves with  the  following  forms  and  data:  Specifications,  schedule  of  streets  and 
limits  included  in  each  district,  snow  removal  map,  organization  schedule  and  call 
addresses  of  employees  and  contractors  reporting  to  them  on  snow  removal  work, 
dumping  and  loading  work  tickets  and  daily  report  forms. 

Duties  of  Inspectors.  The  inspectors  should  be  in  constant  and  direct  supervision 
of  the  work  and  be  required  to  see  that  the  snow  is  promptly  and  properly  plowed 


1272         Street  Cleaning,  Disposal  of  Waste,  Snow  Removal     Sect.  22 

Into  windrows  adjacent  to  the  curb  and  shoveled  into  suitable  piles  at  such  locations 
as  they  may  designate,  and  then  promptly  hauled  away.  The  inspectors  should 
be  required  to  measure  and  calculate  the  cubical  carrying  capacity  of  all  vehidei 
engaged  in  hauling  and  to  see  that  these  vehicles  are  fully  and  properly  loaded  and 
discharged  at  the  assigned  dumping  places,  and  to  issue  work  tickets  therefor.  They 
should  also  be  required  to  see  that  any  equipment  hired  at  per  hour  rates  is  kept 
constantly  in  effective  operation. 

Traffic  Requirements.  It  should  be  required  that  snow  removal  work  be 
ducted  in  such  a  manner  as  to  cause  the  least  possible  obstruction  or  mooni 
tp  traffic  The  inspectors,  upon  beginning  operations,  should  explain  to  the 
traffic  policeman  just  what  work  is  to  be  done  and  the  proposed  manner  of  doing 
it,  and  request  his  active  cooperation  toward  its  efficient  performance.  The  traffic 
policeman  should  be  authorized  to  permit  the  work,  if  this  be  necessary  to  proceed, 
in  a  direction  opposite  to  the  direction  of  traffic  if  this  will  not  cause  serious  interference. 

Maps,  Instructions  and  Record  Forms.  To  assist  in  the  efficient  opera- 
tion of  the  Bnow  removal  work  the  following  instructions  and  forms  should 
be  provided: 

Maps,  indicating  by  colors  the  highways  included  in  each  of  the  central 
snow  removal  districts  and  the  nature  and  exact  location  of  the  snow  dumps. 
A  properly  mounted  copy  of  the  map  serves  as  a  planning  board  upon 
which  the  progress  of  the  work  is  shown  graphically  by  the  means  of  glass- 
headed  pins  of  various  colors   and  sizes. 

Planning  Board,  consisting  of  a  mounted  snow  removal  district  map 
legend  and  a  graphic  progress  record  with  glass  headed  pin  indicators  of 
various  sizes  and  colors. 

Detailed  Instructions,  which  definitely  indicate  to  the  assistant 
engineers  and  inspectors  supervising  the  snow  removal,  the  nature  of  the 
work  to  be  done  and  the  methods  to  be  used  in  its  performance  and  their 
duties  in  connection  therewith. 

Organization  Schedules,  indicating  the  name  and  the  call  address 
and  telephone  number,  and  the  assignment  of  each  employee  detailed  to 
snow  removal  supervision. 

Hauling  Work  Tickets  of  distinctive  colors  respectively  for  loading 
and  dumping. 

Ticket  Issue  Records. 

Current  Status  op  Work  Records. 

Squad  Leaders'  Daily  Reports. 

Squad  Leaders'  Daily  Report  Summary. 

Snow  Removal  District  Maps.  Snow  removal  district  maps,  a  copy  of  which  should 
be  issued  to  each  squad  leader,  contains  for  each  of  the  several  emergency  snow 
removal  districts  in  the  central  business  section  of  the  city,  the  following  data:  The 
highway  included  in  each  district,  indicated  by  color;  the  name  of  the  squad  leaders 
and  contractors  and  the  exact  locations  and  characters  of  the  dumping  places.  The 
map  further  indicates  the  dumps  specifically  assigned  for  the  use  of  each  of  the  several 
district  contractors. 

Planning  Board.    In  order  to  provide  a  better  means  of  directing  the  emergency 
snow  removal  operations  in  the  central  business  section  than  would  be  possible  thra 
the  study  of  records,  a  planning  board  system  should  be  installed  by  which  it  is  possible 
to  visualize  with  a  minimum  of  effort  the  current  status  of  the  work  in  each  district 
with  respect  to  character  and  quantity  of  force  employed  and  the  progress  of  the  work. 
This  equipment  should  consist  of  a  mounted  copy  of  the  snow  removal  map  supple- 
mented by  a  legend,  graphic  progress  record,  Fig.  7,  and  indicators  consisting  of  gissi 
headed  pins  of  various  colors  and  sizes.    The  map  indicates  the  area  of  highway  from 
ait"*.*1  snow  is  to  be  removed  that  is  included  in  each  district  and  also  the  location 
'•imps.     With  the  pin  indicators  it  is  possible  to  indicate  at  which  dumps  and 
-vtions  inspectors  are  either  on  duty  or  needed  and  if  a  dump  is  in  service, 
rig  and  cross  hatching  the  colored  portions  of  the  map  it  is  possible  to  foi^** 
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respectively  whit  relative  portion  of  the  streets  have  been  plowed  or  ent 


With  ti  . 

m  oould  not  be  visualised. 

Detailed  Inanructioaa.     for  the  purpose  of  uniform  guidance  each  member  of  the 

mgfDeerlng  end  inspection  force*  assigned  to  the  supervision  of  mow  removal  work 

ihouid  be  furniahed  on  or  before  Nov.  let  of  each  year,  with  a  set  of  detailed  Initrac- 


Fig.  7 

Bona  outlining  their  respective  duties  and  indie 
is  to  be  performed.     These  instructions  ahould  n 

Schedule!  of  Proposed  Work.  On  or  before  Nov.  lit  of  each  year  the  several 
division  engineers  and  diatrict  engineers  should  each  be  required  to  prepare  and  submit 
to  the  Chief  Engineer  for  approval  a  complete  schedule  of  the  proposed  snow  removal 
operations  In  the  territory  under  his  respective  jurisdiction  during  the  coming  winter, 
together  with  an  estimate  of   the   probable  force   and   equipment   requirements   and 

tractors'  lorcea  and  the  regular  street  cleaning  and  municipal  labor  forces  in  connection 
with  this  cork.  In  this  schedule  there  should  be  included  a  definite  assignment  for 
eaten  individual  assistant  engineer,  inspector,  foreman  and  gang  and  a  nummary  of 
the  character,  quantity  and  sequence  of  the  work  proposed  to  be  performed.     After 

ahould  be  required  to  immediately  acquaint  their  subordinates  with  the  exact  nature 
of  their  respective  assignment*  snd  duties  and  to  further  review  this  matter  with 
their  subordinates  whenever  it  is  thought  to 
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Work  Tickets.  The  responsibility  for  the  safeguarding  and  issuance  of  the  loading 
and  dumping  tickets.  Fig.  8,  should  be  centralized  in  one  person  in  the  main  office, 
who  obtains  a  receipt  on  the  ticket  issue  record  for  all  tickets  issued,  and  upon  the 
return  of  the  used  tickets  and  ticket  packet  stubs  checks  these  against  the  receipts 
to  insure  that  no  tickets  are  unaccounted  for.  The  inspectors  should  be  required  to 
carefully  guard  the  tickets  in  their  possession  so  as  to  prevent  loss  or  unauthorized 
use,  and  in  no  case  should  the  inspectors  be  permitted  to  sign  these  tickets  in  advance 
of  their  actual  issuance.  All  inspectors'  signatures  should  be  signed  in  either  indeSbfe 
pencil  or  ink,  and  the  date  of  issuance  indicated  on  all  tickets  and  also  the  serial  number 
of  the  ticket  for  which  it  is  exchanged.  The  squad  leaders  and  inspectors  should  be 
required  to  see  that  at  all  times  they  are  supplied  with  a  sufficient  number  of  tickets 
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this  certifies: 

that  one  load  of  snow  or  ice  of  the 

indicated  capacity  was  dumped  at  the  propcr& 
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exchanged  for  loading  ticket  numbei 
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Fig.  8 

to  meet  the  requirements  of  the  work.  All  tickets  and  stubs  should  be  required  to 
be  promptly  returned  to  the  office  at  the  termination  of  the  inspectors'  period  of  duty. 

Current  Status  of  Work  Record.  The  separate  special  assistants  should  be  required 
to  maintain  for  each  snow  removal  district  a  permanent  record  of  the  current  states 
of  the  work  compiled  from  the  informal  hourly  reports  telephoned  or  made  verbally 
to  them  by  the  squad  leaders.  Upon  this  report  should  be  recorded  from  the  iniormtl 
reports  made  by  the  squad  leaders  for  each  specific  district,  the  date  and  hour  of  0* 
report,  the  force  of  labor  and  equipment  at  work,  the  progress  and  condition  of  tsc 
work  and  the  name  of  the  squad  leader  making  the  report.  The  entries  on  the* 
reports  are  intended  to  constitute  a  complete  historical  record  of  the  current  progrea 
of  the  work. 

Squad  Leaders'  Daily  Reports.    The  inspectors  should  be  required  to  submit  formal 

daily  reports  relating  to  snow  removal  work.     Any  information  that  an  inspector 

b—  to  report  should  be  communicated  to  the  squad  leader  to  whom  he  reports.     The 

1  '"•ader  should  be  required,  however,  to  submit  to  the  assistant  engineer  in  charge 

~x>rt.     This  report  should  contain  a  record  for  a  specific  district  of  the  tin* 

the  plowing  and  removal  forces  were  ordered  to  report  for  duty,  and  the 
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times  of  their  beginning  and  quitting  work,  the  name  and  limits  of  each  highway  upon 
which  work  was  done  and  the  character  and  quantity  of  work  performed,  together  with 
the  number  of  both  loading  and  dumping  tickets  issued,  a  record  of  the  working 
quantity  hours  worked  and  total  force,  hours  for  each  class  of  labor  and  equipment 
employed,  the  names,  nature  of  assignment  and  working  hours  of  inspectors,  the 
contractor's  name,  weather  and  temperature  conditions,  and  any  other  pertinent 
information  relative  to  the  prosecution  of  the  work  that  should  be  of  record.  The 
reports  should  be  mailed,  or  delivered  in  time  to  reach  the  main  office  on  or  before 
the  morning  of  the  business  day  following  the  date  of  the  report.  At  the  expiration 
of  1  hr  after  arriving  on  the  work,  squad  leaders  should  be  required  to  report  by  tele- 
phone to  the  special  assistant  the  general  status  of  the  work  and  to  subsequently 
report  thereafter  in  the  case  of  any  important  changed  conditions  or  irregularities  in 
the  performance  of  the  work. 

Summary  of  Squad  Leaders'  Daily  Reports.  Upon  the  receipt  of  the  several  squad 
leaders'  daily  reports  for  work  in  connection  with  each  separate  storm  there  should  be 
compiled  a  summary  of  the  reports.  This  summary  should  indicate  for  each  district 
and  for  the  day  that  the  work  was  in  progress,  the  character  and  quantity  of  the  forces 
employed  and  the  number  of  loads  and  cubic  yards  quantities  of  snow  removed.  From 
this  data  can  be  determined  the  total  quantity  of  snow  removed  and  both  the  actual 
and  contract  unit  and  the  total  cost  of  the  work. 
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CAR  TRACKS 

1.    General  Conditions  Affecting  Car  Tracks 

Development  of  Traffic.  The  problem  of  constructing  street-car  tracks 
in  a  satisfactory  manner  in  paved  streets  has  been  one  which  municipal 
engineers  in  charge  of  pavement  construction  have  been  trying  to  solve 
for  many  years.  In  the  early  days  of  street-railways,  when  the  streets 
were  paved  with  cobblestones  and  the  cars  used  were  small  and  drawn  by 
horses  at  a  speed  of  5  or  6  miles  an  hr,  this  question  was  not  bo  important; 
but  in  the  present  time  of  improved  pavements,  of  rubber-tired  bicycles 
and  motor-cars,  used  both  for  pleasure  and  for  business,  and  with  street- 
cars weighing  from  25  to  35  tons,  propelled  by  electricity  along  heavy 
traffic  streets  at  a  speed  of  from  8  to  15  miles  an  hr,  the  importance  of  good 
and  smooth  track  construction,  both  to  the  general  public  and  the  street- 
car companies  themselves,  can  hardly  be  overestimated. 

Factors  Influencing  Design.  It  is  an  undoubted  fact  that  the  con- 
struction in  the  street-car  area  of  a  pavement  different  from  the  pavement 
itself  is  a  detriment,  both  because  it  is  difficult  to  maintain  the  two  con- 
structions at  an  even  surface  and  because  they  must  be  of  different  degrees 
of  hardness,  and  consequently  the  wear  from  traffic  must  be  uneven.  Of 
all  the  constructions  built  into  a  street,  the  street-car  track  is  probably 
more  difficult  to  deal  with  than  any  other.  If  the  track  were  owned  and 
the  railroad  operated  by  the  municipality  the  problem  would  be  simpler, 
but  such  is  not  the  case  in  the  United  States.  Altho  a  street-car  track  in 
a  paved  street  is  recognized  to  be  an  evil,  it  is  also  recognized  to  be  a  neces- 
sary evil,  for,  as  cities  develop  and  grow,  it  is  absolutely  necessary  that 
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their  inhabitants  have  means  of  transportation,  not  only  from  place  to 
place  in  the  cities,  but  from  their  centers  to  the  outskirts  and  suburbs  where 
most  people  live.  The  question  of  street-car  track  construction  is  different 
from  that  of  the  ordinary  railroads.  Steam  cars  generally  run  on  their  cram 
right-of-way,  making  stops  only  at  long  and  stated  intervals,  and  the  tracks 
can  be  constructed  in  such  a  manner  as  will  give  the  best  results  as  regards 
economy  of  construction  and  maintenance,  with  no  regard  for  the  wishes  of 
others  except  at  street  or  road  crossings.  In  paved  streets,  however,  the 
problem  is  different,  and  is  one  that  taxes  to  the  utmost  the  municipal  engi- 
neer. He  recognises,  however,  that  the  tracks  must  exist  and  that  he  must 
get  the  best  results  with  them  located  in  the  street.  The  problem,  too,  is 
complicated  by  the  fact  that  the  street-car  companies  control  almost  entirely 
the  space  occupied  by  them;  that  is,  under  the  law,  in  accordance  with 
their  individual  franchises,  they  must  construct  and  keep  in  repair  the 
pavement  within  and  generally  2  ft  outside  of  the  rails.  The  matter  of 
track  construction,  too,  is  different  at  the  present  time  from  what  it  vai 
40  or  50,  or  even  20  years  ago,  on  account  of  the  changes,  not  only  in  tin 
pavement,  but  in  the  cars  themselves.  Street-cars  run,  it  must  be  re- 
membered, not  only  for  the  benefit  of  the  corporations  owning  them,  bat 
also  for  the  travelling  public,  and  whatever  can  be  done  to  facilitate  rapid 
transportation  of  the  public  is  a  benefit  to  one  as  well  as  to  the  other,  altfai 
in  a  different  way.  Probably  at  least  40%  of  all  the  business  men  in  the 
average  American  city  of  more  than  100  000  inhabitants  depend  more  or 
less  upon  the  street-cars  for  their  conveyance  every  day.  The  street-railway 
authorities  and  the  officers  of  the  city  in  which  they  operate  often  differ 
considerably  in  their  ideas  as  to  what  is  the  proper  track  construction. 
The  street-car  companies  are  interested  in  performing  their  work  economi- 
cally, and  a  construction  that  will  allow  their  rolling  stock  to  be  operated 
with  the  least  amount  of  wear  and  tear,  and  will  cost  least  for  original  cob- 
struction  and  for  maintenance,  is  what  they  desire.  On  the  other  hand, 
the  officials  of  the  city  are  not  interested  either  as  to  first  cost  or  the  cost 
of  maintenance,  except  as  to  how  the  repair  work  on  the  tracks  interferes 
with  the  general  public. 

Use  of  Tracks  by  Vehicles.  In  the  early  days  of  atreet-car  track  construc- 
tion, when  the  pavements  outside  the  track  area  were  rough  and  uneven, 
vehicular  traffic  on  the  street  often  took  to  the  street-car  tracks  in  prefer- 
ence to  the  pavement,  and  interfered  to  a  great  extent  with  the  operatioa 
of  the  cars.  The  companies  sought  in  every  way  to  prevent  this,  to  soft 
an  extent  indeed  that  somotimes  it  seemed  as  tho  they  laid  a  type  of  rail 
that  should  be  an  obstruction  to  traffic.  With  the  old  rough  stone  pave- 
ments the  actual  form  of  the  rail,  even  if  naturally  obstructive,  did  not 
add  very  much  to  the  general  roughness  of  the  street,  but  in  more  recent  ' 
years,  with  the  advent  of  smooth  pavements,  the  street-car  companies 
have  recognised  that  their  tracks  should  be  constructed  in  such  a  way  thai 
they  will  present  as  little  obstruction  to  street  traffic  as  possible;  and,  ai 
the  pavements  are  smooth  and  also  kept  in  better  condition,  there  is  not 
the  tendency  of  vehicular  traffic  to  take  to  the  tracks  as  existed  heretofore. 

The  Ideal  Form  of  Construction,  no  matter  what  its  exact  type,  seen* 

to  be  one  in  which  the  track  is  practically  a  part  of  the  pavement  cos- 

struction,  and  not  a  separate  and  definite  part  of  the  work.     The  work 

*4*  to  do  should  be  studied  and  considered  as  a  whole.     The  time  of 

Kable  renewal  of  each  should  be  taken  into  consideration,  and  the 

<  designed  as  best  to  accommodate  the  renewals  of  each.     Thia, 
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however,  is  not  always  practicable,  as  it  often  happens  that  the  pavement 
and  the  railroad  tracks  are  constructed  at  different  times,  when  the  one 
last  constructed  must  be  adapted  as  well  as  possible  to  the  requirements  of 
the  former.  With  the  modern  and  more  permanent  type  of  pavement, 
however,  street-car  companies  recognize  the  importance  of  doing  their 
track  work,  if  possible,  whenever  a  new  pavement  is  laid.  This  is  often 
convenient,  from  the  fact  that  new  types  of  larger  and  heavier  cars  are 
being  introduced,  so  that  new  track  construction  may  be  necessary.  Street- 
car companies,  however,  as  well  as  individuals  and  others,  must  be  governed 
by  financial  conditions  in  carrying  out  their  work,  and  it  generally  is  a 
serious  proposition  for  the  street-car  companies  to  keep  the  pavement  in 
their  track  areas  in  good  condition.  It  must  be  acknowledged,  however, 
that  the  street-car  companies  thruout  the  country  are  recognising  their 
obligations  and  meeting  them  in  such  a  way  that  conditions  in  respect 
to  their  pavements  are  improving  rapidly,  so  that  in  a  comparatively  few 
years  the  pavement  in  the  track  areas  should  be  as  good  as  that  outside. 

2.  Franchise  Requirements  Relative  to  Car  Tracks 

Life  of,  and  Payment  for,  Franchises.  The  question  of  the  proper  pay- 
ment to  be  made  municipalities  for  the  use  of  their  streets  and  highways 
for  the  operation  of  street-cars  has  never  been  definitely  settled.  In  some 
cities  it  is  arrived  at  by  the  companies  paying  a  certain  amount  to  the 
city,  sometimes  based  upon  the  total  receipts  or  the  number  of  passengers 
carried,  or  sometimes  a  lump  sum  is  determined  upon  in  advance.  In  a  new 
country,  where  cities  are  growing  rapidly  and  the  matter  of  transportation 
is  important,  property  owners  are  often  so  anxious  to  obtain  street-car 
conveniences  that  they  are  willing,  not  only  that  the  company  should 
have  a  franchise  for  nothing,  but  will  make  certain  payments  to  the  com- 
pany as  an  inducement  for  early  construction.  This  for  the  time  being  is 
proper  action,  as  the  cars  must  be  operated  for  a  considerable  length  of 
time  before  they  will  be  remunerative  from  the  stockholder's  standpoint. 
On  account  of  this  feeling,  many  franchises  have  been  given  for  small  re- 
muneration that  have  proved  immensely  valuable  in  a  comparatively  few 
years.  In  fact,  nearly  all  of  the  older  street-car  franchises  in  the  country 
were  given  in  perpetuity,  and  for  small  sums.  In  recent  years,  however, 
the  question  of  the  value  of  the  franchise  has  been  pretty  thoroly  worked 
out,  and  in  many  cities  franchises  are  given  for  limited  periods  only. 

American  Practice.  It  can  be  said,  as  a  general  proposition,  that  the 
pavement  requirements  in  America  of  street-railway  companies  are  to  lay 
and  maintain  the  pavement  between  their  tracks  and  rails  and  2  ft  outside 
on  each  side  with  such  material  as  is  determined  upon  by  the  city  authorities. 

In  New  York  City,  for  instance,  the  law  provides  that  no  franchise  shall  be  given 
a  corporation,  for  any  purpose,  for  more  than  26  years.  In  a  franchise  recently  given 
to  the  Manhattan  Bridge  Three-Cent  Line,  to  operate  in  New  York  City  over  the 
Manhattan  Bridge,  from  approximately  the  Hudson  River  in  Manhattan  to  the  station 
of  the  Long  Island  Railroad  at  Atlantic  Ave.,  in  Brooklyn,  it  was  provided:  "The 
Company  shall  pay  to  the  City  for  the  privilege  hereby  granted  the  following  sums 
of  money:  (1)  The  sum  of  $15  000  in  cash  within  8  months  after  the  date  on  which 
this  contract  is  signed  by  the  Mayor,  and  before  anything  is  done  in  exercise  of  the 
privilege  hereby  granted;  (2)  during  the  first  term  of  5  years  an  annual  sum  which 
shall  m  no  case  be  less  than  $4000,  and  which  shall  be  equal  to  3%  of  its  gross  annual 
receipts  if  such  percentage  shall  exceed  the  sum  of  $4000;  during  the  second  term  of 
5  years  an  annual  sum  which  shall  in  no  ease  be  less  than  $7000,  and  which  -*»»"  be 
equal  to  5%  of  its  gross  annual  receipts  if  such  percentage  shall  exceed 
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$7000;  the  gross  annual  receipts  mentioned  above  shall  be  the  gross  receipts  of  the 
Company  from  all  sources  within  the  limits  of  the  City;  (3)  for  the  use  of  the  trades 
owned  by  the  City  upon  the  Manhattan  Bridge  and  the  approaches  thereto,  the  sum 
of  6  cents  for  each  round  trip  or  the  sum  of  2  H  cents  for  each  single  trip  of  each  sad 
every  car  operated  upon  the  bridge."  This  is  in  addition  to  laying  and  maintaining 
the  pavement  between  its  tracks  and  for  2  ft  outside  on  each  side. 

Dorchester,  Mass.,  Franchise.  In  1854  an  act  was  passed  by  the  Massachusetts 
Legislature  incorporating  the  Dorchester  Avenue  Railway  Co.  This  was  one  of  tie 
first  franchises  given  for  a  street-railway.  The  company  was  required  to  keep  is 
repair  the  whole  of  the  bed  of  any  road  in  the  town  of  Dorchester  in  which  it  might 
lay  tracks.  In  the  following  year  the  act  was  amended  by  the  repeal  of  this  partiealsr 
clause  and  the  substitution  of  a  provision  that  required  only  that  part  of  the  road 
occupied  by  the  tracks  be  kept  in  repair,  and  defining  that  portion  "to  be  the 
between  the  rails  and  so  much  on  each  aide  thereof  as  shall  be  within  a  perpend 
let  fall  from  the  extreme  width  of  any  car  or  carriage  used  thereon,  being  the 
from  which  public  travel  is  excluded  during  the  passing  of  said  car  or  carriage." 

Baltimore,  Buffalo  and  Brooklyn  Requirements.  In  Baltimore,  Md.,  the  street- 
car companies  pave  and  keep  in  repair  the  space  between  their  tracks  and  2  ft  on 
each  side.  In  Buffalo,  N.  Y.,  different  conditions  exist  in  regard  to  the  paving  re- 
quirements by  the  different  companies,  but,  in  general,  the  maintenance  of  the  street 
between  the  tracks  and  2  ft  outside  is  required,  the  pavement  to  be  of  a  kind  specified 
by  the  city.  In  1895  a  bill  was  passed  by  the  Legislature  of  the  State  of  New  York 
providing  that  one-fourth  of  the  cost  of  repaying  any  street  in  the  then  City  of  Brook- 
lyn in  which  a  street-railway  was  operated  should  be  assessed  against  the  company 
owning  such  tracks.  Many  streets  were  paved  under  this  law,  but  no  great  amount 
of  the  tax  was  collected  from  the  street-car  companies.  In  Brooklyn*  N.  Y.,  the 
original  franchises  of  the  different  companies  generally  provided  for  the  repaying  of 
the  space  between  the  tracks  and  rails  and  2  ft  outside  with  water  atones  (known  at 
cobblestones).  The  companies,  however,  now  generally  accept  the  proposition  that 
they  are  required  to  lay  a  good  and  substantial  modern  pavement. 

New  York  State  Railroad  Law.  In  1892  the  Legislature  of  New  York  passed  a  law, 
known  as  the  Railroad  Law,  a  portion  of  which  reads  as  follows:  "Every  street- 
railroad,  so  long  as  it  shall  continue  to  use  any  of  its  tracks  hi  any  street,  avenue,  er 
public  place  in  any  city  or  village,  shall  pave  and  keep  in  permanent  repair  that  portion 
of  such  street,  avenue,  or  public  place  between  its  tracks  or  rails  of  its  tracks,  and  S 
ft  in  width  outside  of  its  tracks,  under  the  supervision  of  the  proper  local 
and  whenever  required  by  them  to  do  so,  and  in  such  manner  as  they  may 
In  the  case  of  neglect  of  any  corporation  to  make  these  pavements  or  repairs  after  Us 
expiration  of  thirty  days'  notice  to  do  so,  the  local  authorities  may  make  same  at 
the  expense  of  such  corporation."  This  law  has  been  interpreted  to  relate  to  railroads  a 
cities  and  towns  where  no  special  provision  was  made  in  the  original  charters,  or.  where 
there  was  any  question  as  to  the  liability  of  the  railroad  to  keep  the  pavement  in  repair. 

Chicago  Ordinance.    In  1907  the  question  of  the  treatment  of  the  street-railway 
system  of  Chicago  was  taken  up  and  a  special  ordinance  passed  regulating  their  eea- 
struction.    The  ordinance  provided  that  the  tracks  should  be  laid  with  modern  im- 
proved rails  of  the  grooved  type,  weighing  not  less  than  129  lb  per  yd,  and  that  the 
rails  should  be  laid  upon  concrete  beams,  wooden  ties,  steel  ties,  cast-iron  chairs, 
or  some  other  form  of  first-class  modern  approved  street-railway  track  conatrucUou: 
the  foundation  to  be  of  concrete,  crushed  stone  or  other  ballast  material  which  in  the 
judgment  of  the  Board  of  Supervising  Engineers  should  best  suit  the  conditions  si 
soil  and  drainage.     As  regards  the  maintenance  of  the  space  in  the  streets  occupied 
by  the  tracks,  it  provided  that  the  company  should  fill,  grade,  pave,  keep  in  repass, 
sweep,  sprinkle  and  keep  clean  and  free  from  snow  8  ft  in  width  of  all  streets  and  pes- 
lie  ways,  or  portions  thereof,  occupied  by  it  with  a  single-track  railway,  and  16  ft  is 
width  of  all  streets  and  public  ways,  or  portions  thereof,  occupied  by  it  with  a  doubfc- 
track  railway.     It  also  provided  that  when  the  city  paved  the  street  in  which  car 
tracks  were  located  with  an  improved  pavement,  the  company  should  pave  its  area  si 
-*     «  above  with  a  granite  block  pavement  which  was  described  in  detail,  Twakfng  a 
'  granite  pavement.     It  was  provided,  however,  that  in  any  ordinance  ordermf 
'ng  ot  streets  the  company  should  be  required  to  pave  its  area  with  the 
specified  for  the  remainder  of  the  street. 
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Detroit,  Indianapolis  and  St.  Louis  Requirements.  Detroit,  Mich.,  has  what  are 
nown  as  S  and  5-cent  ear  lines.  In  streets  where  the  former  lines  are  operated  the 
Ity  paves  the  entire  area,  but  in  streets  where  the  5-cent  lines  are  operated,  the-street- 
ir  company  paves  and  maintain*  its  area.  In  Indianapolis,  Ind.,  a  readjustment  of 
tie  terms  of  the  original  franchise  of  the  street-railway  company  was  made  in  1878, 
hen  a  provision  requiring  the  road  to  repave  between  its  tracks  was  changed  so  as 
>  read,  "repair  between  its  tracks."  In  St.  Louis  the  comnanies  are  required  to  pave 
ithin  the  tracks  snd  12  in  outside  of  the  rails,  with  a  material  that  is  approved  by 
te  city  authorities. 

Philadelphia  Practice.  In  1892  the  street-railways  of  Philadelphia  changed  their 
ower  from  horses  to  electricity,  and  an  agreement  was  entered  into  between  the 
nnpanies  and  the  city  authorities  by  which  the  companies  agreed  to  pave  and  main- 
tin  the  streets  thru  which  they  operated  from  curb  to  curb.  The  streets  of  Phfl- 
ielphla  are  narrow,  and  in  most  cases  only  one  track  is  operated  in  a  roadway,  so  that 
large  amount  of  street  mileage  is  occupied  by  the  street-car  companies.  More  re- 
oitly,  however,  an  arrangement  has  been  made  between  the  railroad  companies 
id  the  city  by  which  the  former  pay  to  the  latter  $500  000  annually,  and  that  sum  is 
wepted  as  fulfilment  of  the  companies  paving  obligations.  From  one  standpoint  this 
ems  a  very  desirable  arrangement,  as  it  obviates  entirely  any  dispute  between  the 
ty  and  the  companies  as  to  what  repairs  are  necessary,  and  allows  the  city  to  proceed 
ith  and  make  repairs  without  serving  any  notice  on  the  companies.  If  the  amount 
lid  is  reasonable,  it  would  seem  to  be  the  most  satisfactory  arrangement  possible. 
In  Toronto,  Canada,  the  street-car  tracks  are  owned  by  the  city,  but,  under  an 
rangement  made  in  1891,  they  are  operated  by  the  Toronto  Railway  Co.  In  the 
greement  made  between  the  city  and  the  company  it  is  required  that  the  purchaser 
lall  maintain  the  ties,  stringers,  rails,  turnouts,  curves,  etc,  in  a  state  of  thoro  effi- 
ency  and  to  the  satisfaction  of  the  City  Engineer,  and  shall  remove,  renew,  or  re- 
ace  same  as  circumstances  may  require  and  as  the  City  Engineer  may  direct.  When 
street  upon  which  the  tracks  are  now  laid  is  to  be  paved  in  a  permanent  manner  on 
mcrete  or  other  foundation,  then  the  purchaser  shall  remove  the  present  tracks  and 
per-structure,  and  repave  the  same  according  to  the  best  modern  practice,  by  im- 
oved  rails,  points,  snd  substructure  of  such  description  as  may  be  determined  upon 
r  the  City  Engineer  as  most  suitable  for  the  purpose.  In  the  event  of  the  pur- 
laser  desiring  to  make  any  repairs  or  alterations  to  the  ties,  stringers,  rails,  turnouts, 
orves,  etc,  on  paved  streets,  the  purchaser  shall  repave  the  portion  of  the  railway 

torn  up  at  his  own  expense.  When  the  purchaser  desires,  or  is  required,  to  change 
ty  existing  tracks  or  substructure  for  the  purpose  of  operating  by  electricity  or  other 
otive  power  approved  by  the  City  Engineer  and  confirmed  by  the  Council,  the  city 
ill  lay  down  permanent  pavement  in  conjunction  therewith  upon  the  track  allow- 
ices  as  herein  denned  to  be  occupied  by  said  new  tracks  and  substructures.    This 

first  applied  only  to  existing  main  lines  and  thereafter  to  branch  lines  or  extension 

main  lines  and  branches.  Under  the  terms  of  the  agreement  the  company  pays 
e  City  Treasurer  $1600  per  annum  per  mile  of  double-track  and  8%  of  the  gross 
eeipts,  and,  when  the  receipts  exceed  $1  000  000,  10%  is  to  be  paid. 
In  the  City  of  Washington  the  amount  of  pavement  to  be  cared  for  by  the  street- 
Qway  companies  is  provided  for  by  an  Act  of  Congress  approved  June  11,  1878, 
Bich  requires  that:  "When  any  street  or  avenue  thru  which  a  street-railway  runs 
all  be  paved,  such  railway  company  shall  bear  all  of  the  expense  for  that  portion 

the  work  lying  between  the  exterior  rails  of  the  tracks  of  such  roads  and  for  a  dis- 
noe  of  2  ft  from  the  exterior  to  such  track  or  tracks  on  each  side  thereof  and  of  keep- 
g  suae  in  repair,  but  the  said  railway  company,  having  conformed  to  the  grades 
tablished  by  the  Commissioners,  may  use  such  cobblestones  or  Belgian  blocks  for  pav- 
g  their  tracks  or  the  spaces  between  their  tracks  as  the  Commissioners  may  direct.'' 

European  Practice.  In  Europe,  practically  the  same  requirements  are 
ade.  However,  in  the  larger  cities  the  street-railways  are  often  owned 
id  maintained  by  the  cities  themselves;  this  is  especially  true  in  Glasgow 
id  Vienna.  In  London  the  London  County  Council  controls  and  op- 
-ates  both  the  surface  and  the  underground  roads. 

British  Requirements.  General  construction  of  railways  in  Great  Britain  is  gov- 
ned  by  the  Tramways  Act  of  1870,    As  regards  pavements  this  act  provides  that 
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the  companies  shall  repair  and  maintain  the  space  between  the  trades  and  18  in  4 
each  side.  If  the  work  be  not  properly  done,  it  may,  after  7  days'  notice,  be  pot  1 
good  condition  by  the  road  authorities  and  charged  to  the  companies. 

In  Amsterdam,  Holland,  the  street-car  company  is  obliged  to  put  the  street  fa 
good  order  after  construction  and  to  maintain  the  pavement  between  the  ram  sat 
20  in  on  each  side,  and,  where  the  street  is  not  paved,  the  entire  space  most  be  ptwj 
by  the  company.  In  addition  to  this  the  street-car  company  pays  the  city  the  ass. 
of  $600  000  annually  for  general  widening  of  streets,  construction  and  paving  of  s*# 
roads,  the  building  of  new  and  changing  and  widening  of  old  bridges,  the  fiBing  mi 
earthing  over  canals  and  laying  sewer  pipes.  It  may  be  said  that  the  writer,  is  a 
inspection  trip  thru  many  of  the  principal  cities  of  Europe  in  1913,  found  the  paves**! 
in  the  railway  area  of  Amsterdam  in  a  generally  bad  condition. 

The  City  of  Berlin  has  entered  into  a  very  elaborate  and  specific  contract  with  tie 
street-railway  companies.  The  requirements  for  laying  and  maintaining  pavtsaoRi 
are  entered  into  in  great  detail,  but,  in  the  main,  compel  the  companies  to  lay  a  parse- 
nent  pavement,  whenever  the  remainder  of  the  street  is  so  paved,  in  the  space  ocaassl 
by  the  tracks  and  to  a  distance  of  12  in  on  both  sides  of  each  rail.  They  are  required 
to  keep  the  pavement  between  the  rails  and  26  in  outside  in  good  condition. 

In  Hamburg,  Germany,  a  contract  made  between  the  city  and  the  largest  of  tk 
railway  companies  requires  the  company,  for  a  period  of  26  years  beginning  in  ISM. 
to  pay  the  city  in  lieu  of  any  paving  or  street  cleaning  a  charge  of  1  pfennig  ( i{  eo0 
per  passenger  carried  for  a  cash  fare,  and  5%  on  commutation  tickets. 

3.  Location  of  Car  Tracks 

After  it  has  once  been  determined  to  construct  a  street-car  track  in  as? 
street  the  noxt  thing  to  be  determined  upon  is  its  location.  Ordinary? 
it  is  the  custom  to  locate  all  tracks  in  the  center  of  the  street.  As  a  general 
proposition  this  practice  is  undoubtedly  correct,  but  conditions  often  aria 
where  it  is  better  to  vary  the  location,  and  sometimes  when  the  tracks  sic 
laid  in  the  center  of  the  street  they  are  separated  entirely  from  the  roadwsv. 

Tracks  in  Sidewalk  Space. 

In  Rochester,  N.  Y.,  on  streets  in  the  suburbs  where  the  roadways  are  narrow  isi 
the  sidewalk  space  wide,  the  tracks  are  sometimes  laid  in  the  sidewalk  space  belwesi 
the  curb  and  the  walk,  thus  leaving  the  roadway  entirely  free.  This  of  course  mata 
it  necessary,  when  using  vehicles,  for  all  residents  on  the  street  to  cross  the  track  a 
going  from  their  property  to  the  roadway. 

Tracks  at  the  Side  of  Roadway.  In  some  cities  the  tracks  are  located 
in  the  roadway,  but  next  to  the  curb.  This  practice  leaves  the  center  d 
the  roadway  entirely  clear,  but  it  prevents  vehicles  from  being  left  staoi 
ing  at  the  curb  and  makes  it  awkward  to  drive  up  to  the  curb  for  tb 
purpose  of  receiving  or  discharging  passengers,  so  that  the  practice  s 
a  general  rule  is  not  satisfactory. 

Paris.  A  location  corresponding  somewhat  to  this  was  observed  in  1918  in  a  stret 
running  out  of  the  City  of  Paris.  Here,  the  entire  street  was  about  100  ft  wide,  w*1 
the  central  roadway,  perhaps  40  ft  wide,  paved  with  stone;  in  a  space  about  15 1 
wide  between  the  pavement  curb  and  the  secondary  curb  were  located  the  stxeet-c* 
tracks,  one  on  each  side;  the  space  between  the  secondary  curb  and  the  buildfaig  Bs 
was  treated  in  the  usual  way  with  sidewalk,  etc.  This,  of  course,  left  the  entire  rssfr 
way  space  free  and  uninterrupted  for  travel.  The  street  was  a  semi-residential, 
business  street,  where  there  would  probably  not  be  much  pasting  from  the 
the  street,  and,  in  fact,  there  does  not  seem  to  be  as  much  of  this  in  Paris  as  in 
cities. 

Central  Park  West,  Borough  of  Manhattan,  New  York  City.    Sometimes, 

where  a  street  runs  alongside  a  park  for  any  considerable  distance,  the  tracks  are  loess*1 

"  *  side  of  the  roadway  next  to  the  park,  the  nearest  rail  being  about  8  ft  from  * 

V  notable  case  of  this  kind  is  Central  Park  West,  which  is  100  ft  wide,  and  res 

west  side  of  Central  Park.    The  roadway  is  48  ft  wide,  the  sidewalk  on  th 

being  27  ft  and  on  the  west  side  26  ft.    The  east  track  is  located  with  * 
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ifl.  8  1 1  from  the  east  curb,  the  idea  being  to  get  as  wide  a  roadway  aa  possible  for 
raffic  This  was  very  satisfactory  when  all  the  vehicles  were  horse-drawn,  but  with 
He  increase  of  general  traffic  and  the  speed  of  the  automobiles  many  accidents  have 
Dcurred  because  the  northerly  vehicular  traffic  is  adjacent  to  the  southerly  street- 
Mr  traffic,  so  that  all  people  getting  off  the  cars  going  south  are  met  by  the  vehicular 
raffic  coming  north.  Since  1915  proceedings  have  been  under  way  with  a  view  of 
banging  the  location  of  the  tracks  from  the  side  to  the  center  of  the  street,  and 
I  order  to  make  this  as  inexpensive  as  possible  it  was  proposed  to  change  the  loca- 
ion  of  the  east  track  only,  placing  it  to  the  west  of  the  present  west  track,  and  to 
it  back  the  curb  in  front  of  the  park  7  ft.  The  result  of  this  would  be  a  total  roadway 
t  55  ft,  divided  approximately  into  25  ft  for  the  roadway  west  of  the  tracks,  a  space 
F  15  ft  for  the  street-car  tracks,  and  15  ft  for  the  roadway  east  of  the  tracks.  This 
rrangement  would  provide  for  two  lines  on  the  east  aide  going  north  and  three  lines 
d  the  west  side  going  south.  This  would  relieve  the  tendency  of  traffic  to  crowd 
p  to  the  street-car  tracks  in  keeping  to  the  right,  as  it  necessarily  must  do  under  the 
resent  arrangements.  This  plan  has  been  ordered  carried  out  by  the  Board  of 
Estimate  and  Apportionment  of  the  City  of  New  York,  but  on  account  of  the  question 
I  how  the  cost  of  same  shall  be  divided  between  the  city  and  the  company  the  work 
as  not  been  carried  out  (1918). 

Prospect  Park  West,  Brooklyn,  N.  Y.  Another  location  similar  to  this  Is  Prospect 
ark  West,  where  the  tracks  are  located  in  the  same  way,  but  as  the  traffic  on  this 
treet  is  not  great,  it  not  being  a  thorofare  as  is  Central  Park  West,  no  trouble  on  ac- 
dunt  of  accidents  has  arisen. 

Tracks  in  the  Center  of  Roadway.  The  central  location,  separated  from 
raffic  by  curbs,  is  particularly  desirable  to  the  street-car  companies,  es- 
•ecially  where  the  blocks  are  long,  as  it  not  only  allows  the  cars  to  run 
aore  rapidly  but  they  are  less  liable  to  be  interfered  with  by  vehicles  or 
edestrians. 

In  Coney  Island  Ave.,  Brooklyn,  N.  Y.,  the  car  tracks  were  originally  located  on 
tie  west  side  of  the  roadway  next  to  the  curb.  This  was  on  account  of  some  old 
roperty  rights  that  the  railroad  company  had  in  the  street.  This  avenue  is  100  ft 
ride,  and  had  been  graded  and  curbed  for  a  roadway  of  50  ft,  leaving  a  sidewalk  space 
t  25  ft  on  each  side.  When  it  was  desired  to  pave  the  street  it  was  seen  that  the 
>catkm  of  the  tracks  was  not  satisfactory,  and  it  was  much  opposed  by  the  people 
wning  property  on  the  side  where  the  track  was  laid  next  to  the  curb.  After  con- 
iderable  agitation  and  the  passage  of  a  bill  by  the  New  York  State  Legislature  author- 
ing the  same,  the  tracks  were  changed  to  the  center  of  the  avenue,  and  a  space  24 
i  wide  Was  given  to  the  railroad  company,  separated  from  the  traffic  roadway  by 
anient  curbs,  and  the  old  curbs  set  back  10  ft  on  each  side.  There  was  much  dia- 
useion  by  the  property  owners  as  to  whether  this  central  space  should  be  reserved  for 
be  railroad  or  left  in  the  usual  way  for  traffic.  This  arrangement  gave  two  side- 
ralks  of  15  ft  each,  two  roadways  of  23  ft  each,  and  a  railroad  area  in  the  center  of  24 
c  The  blocks  on  this  avenue  are  some  700  or  800  ft  long,  but  openings  were  left 
i  this  central  space,  and  paved  with  granite,  so  that  traffic  could  cross  at  distances 
f  about  400  ft. 

Upper  Broadway,  Borough  of  Manhattan,  New  York  City,  is  wide  and  has  parks  in 
be  center;  it  also  has  two  lines  of  street-car  tracks.  These,  however,  are  located 
djaeent  to  these  central  park  spaces,  and  this  is  probably  the  best  location  that  could 
e  obtained,  as  it  gives  the  greatest  possible  width  for  traffic,  and  the  traffic,  naturally 
Bering  to  the  right  as  it  moves,  keeps  from  rather  than  towards  the  tracks. 

Beacon  St.,  Boston,  is  a  good  example  of  the  location  of  streetr-car  tracks  in  the 
enter  of  the  street,  where  the  tracks  are  separated  from  the  vehicular  traffic  and 
ha  central  area  is  sodded. 

New  Orleans.  The  most  extensive  example  of  central  location  where  traffic  is 
sparated  from  the  street-car  tracks  is  undoubtedly  seen  in  the  City  of  New  Orleans, 
rbere  nearly  all  of  the  streets  are  so  treated.  Canal  St.,  for  instance,  which  is  a 
uainess  street,  120  ft  6  in  wide,  is  treated  in  this  way.  The  central  portion  of  the 
treet,  where  the  tracks  are  located,  called  there  the  neutral  strip,  is  60  ft  wide.  In 
ther  and  residential  streets,  and  even  where  only  one  track  is  located,  this  same 
Method  is  used.    In  a  dimate  like  that  of  New  Orleans,  where  the  air  is  moist  and 
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when  it  seems  possible,  and  even  easy,  to  keep  this  neutral  strip  sodded  and  «el 
grassed,  this  is  a  very  satisfactory  treatment  for  residential  streets,  but  it  would  sat 
seem  satisfactory  for  business  streets,  as  then  it  is  desirable  to  have  free  and  ante 
terrupted  traffic  from  one  side  to  the  other. 

4.    Rails 

Loads  Carried  by  Rails.  When  the  actual  work  of  construction  is  taken 
up,  the  first  and  possibly  the  most  important  thing  to  be  considered  is  the 
type  of  rail  to  be  used,  and  in  studying  this  question  it  must  be  understood 
that  it  is  a  very  different  proposition  from  what  it  was  in  the  early  life  of 
street-car  companies,  as  the  cars  were  then  light  and  drawn  by  hones, 
while  now  they  are  heavy  and  propelled  by  electricity.  Interurban  care  are 
generally  very  heavy,  some  coming  into  the  City  of  Pittsburgh  weighing  35 
tons,  and  others  as  high  even  as  50  tons.  The  new  cars  used  by  the 
Brooklyn  Rapid  Transit  Co.,  in  Brooklyn,  weigh  25  tons  unloaded,  and  if  ft 
is  assumed  that  they  will  carry  at  times  100  passengers,  averaging  150  9i 
each,  that  will  make  an  added  weight  of  7}£  tons,  or  a  total  weight  of  32H 
tons,  when  loaded,  carried  on  eight  wheels.  It  can  easily  be  seen,  there- 
fore, that  track  construction  for  such  cars  must  not  only  be  properly  de- 
signed, but  also  properly  carried  out,  and  in  this  the  design  of  the  rail  pbyi 
an  important  part. 

Development  of  Rail  Types.  Many  changes  have  taken  place  snee 
tracks  were  first  laid.  The  first  track  laid  was  undoubtedly  very  crude, 
practically  a  piece  of  flat  iron  spiked  to  a  wooden  stringer,  with  a  groove 
v-f  -  in  which  the  flange  of  the  wheel  ran,  but  aa  traffic  ia- 
llllfffy'  creased  it  was  recognised  that  a  more  substantial  nfl 
rfawMlAi-  ^^g  required,  and  that  shown  in  Fig.  1  was  adopted 
Fig-  1  This  was  spiked  to  a  stringer,  which  itself  rested  aa 

cross-ties,  the  lip  on  the  left-hand  side  coming  down  over  the  edge  of  the 
stringer.  The  spikes  and  the  rails,  however,  soon  became  loosened,  and 
the  joint  rough  and  uneven,  but  with  the  small  cars  in  use  at  that  tin*, 
and  the  low  rate  of  speed,  the  discomfort  of  the  pasaen-  f"*\  ti>a*&i&  ■  " 
gera  was  not  as  great  as  might  have  been  expected.  {  ;>A  fev-'C-gf  itf 
Fig.  2  represents  a  rail  of  the  same  type,  but  used  on  ^•■■■- '■^■•■v":'^  * 
a  curve  in  order  to  prevent  the  cars  from  becoming  *^**  2 

derailed.     The  practically  square  edge  of  Fig.  1  made  it  difficult  for  teaoi 

to  cross,  especially  when  the  pavement  was  fairly  good. 
]!•     so  that  eventually  it  became  modified  to  the  type  shown 
]  J      in  Fig.  3.     This  allowed  trucks  to  pass  over  the  rai 
—.     fi  ~    readily,  but  was  no  better  for  the  passengers  or  tst 

cars  themselves.     Fig.  4  shows  a  modification  of  Fig.  * 
making  an  actual  groove  for  the  flange  of  the  wheel,  ___„- 

but  without  modification  shown  in  Fig.  3,  allowing  for   |f!^^Jl|fcijif 
the  easy  passage  of  trucks.     If  a  block  pavement  had    S^^E^3  x 
come  up  against  the  back  of  the  rail  this  would  not  have   »       __ 
been  necessary,  but  in  the  early  days  pavements  were  ^* 

not  often  so  laid.     Fig.  5  shows  what  was  gener&if 
known  as  the  center-bearing  rail.     This  was  practical^ 

Fig.  4  doubled.     It  was  claimed  by  many  that  the  mm 

p,     5       "*"     object  of  this  rail  was  to  make  it  as  obnoxious  » 

possible  to  vehicular  traffic,  and  anyone  who  has  sect 

onstruction  in  paved  streets  knows  how  euccessfully  it  would  have 

>lished  this  purpose.   The  companies  claimed,  however,  that  naturas-r 
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Fig.  6 


he  wear  would  be  on  the  inner  aide  of  the  rail,  and  that  after  that  was  worn 
he  rail  could  be  reversed  and  the  wear  taken  on  the  other  side.  This 
ype  of  rail  was  laid  in  duplicate,  with  both  rails  on  one  stringer,  on  14th 
>t.,  New  York  City,  just  west  of  Broadway. 

Removable  Heads  and  Reversible  Rails.     At  one  time  it  was  thought 
bat,  as  the  head  of  the  rail  was  the  only  portion  that  received  any  wear, 

it  might  be  possible  to  so  design 

a  rail  that  the  head  could  be  re- 
placed, leaving  the  lower  portion 

intact.     In  order  to  accomplish 

this  the  rails  were  made  in  two 

parts,  as  shown  in  Fig.  6.     Fig.  7 

shows  a  type  of  rail  designed  to 

accomplish  the  same  purpose,  but 

of  an  entirely  different  type.  It 
iust  be  remembered  that  if  a  proposition  of  this  kind  were  practicable,  and 
rail  could  be  renewed  without  disturbing  the  ties  or  the  base  of  the  rail 
ren,  much  economy  would  be  effected.  This  type  of  rail  was  used  to  quite 
1  extent  in  the  street-car  system  of  Brooklyn  in  1895.  However,  the  do- 
ilopment  of  street-car  transportation  made  it  necessary  to 
lange  the  power  from  horses  to  electricity,  and  also  to  increase 
le  size  and  weight  of  the  cars,  and  it  was  found  that  it  was 
>t  practicable  to  ure  rails  of  this  type,  as  the  support  was  not 
fficiently  rigid.  Fig.  8  shows  a  center-bearing  rail  of  a  de- 
pi  that  could  be  reversed  after  one  side  had  been  worn  by 
e  wheels.  This  style  of  rail  would  be  extremely  objection- 
tie  to  traffic  from  both  the  insido  and  the  outside  of  the  rail,  and  it 
us  never  used  to  any  great  extent. 

Side-Bearing  Rails.  Fig.  9  shows  what  is  known  as  the  side-bearing 
il,  and  was  undoubtedly  the  first  form  used  of  this  kind;  it  has  not  come 
into  very  general  use.  It  is  particularly  attractive  to  vehicular 
^^^^»  traffic,  especially  when  the  pavement  of  the  roadway  is  bad,  as 
it  generally  was  when  these  rails  were  first  adopted,  but,  on  ac- 
count of  its  shape,  it  is  difficult  for  a  truck  to  turn  out  readily. 
Also,  on  account  of  its  wide  tram,  it  is  difficult  to  pave  up  to  it 
with  any  kind  of  a  block  pavement,  as  any  little  settlement  at 
the  end  of  the  block  will  bring  it  below  the  tram  of  the  rail, 
when  abnormal  wear  will  occur  and  a  nit  soon  form.  This  often 
•k  place,  as  at  the  time  this  rail  came  into  use  concrete  foundations  for 
cements  were  very  rare. 

grooved   Side-Bearing   Rails.     Fig.    10   shows   a   grooved   side-bearing 
.  -which  for  many  years  was  the  standard  rail  of  New  York  City.     It  is 
>wn  as  the  Trilby  rail.     The  lip  of  this  type  extends  to  a 
siderable  distance  l>eyond   the  groove,  also  forming  a  con- 
sent  wheel  track  for  any  vehicle  the  tires  of  which  are  so 
le  that  they  will  bear  on  the  rim  rather  than  settle  in  the 
ove.     This  has  the  same  objection  as  that  referred  to  in 
.   9,  of  being  difficult  to  pave  up  against,  on  account  of  the 
g  distance  between  the  edge  of    the  lip  and  the  gauge  line. 
'[0  type  is  objectionable  also  for  the  very  reason  that  it  in- 
*s  traffic.     The  typical  rail  is  one  that  should  neither  invite  nor  repr 
He,  but  allow  it  to  pass  crosswise  or  diagonally  without  any  interferon 
11  shows  practically  the  same  rail,  but  modified,  first,  as  to  the  groc 


*^W 


V 


Fig.  10 


1286 


Car  Tracks  and  Pipe  Systems 


Sect  23 


Fig.  u 


FSg.  12 


which  is  designed  so  as  to  be  as  nearly  self-cleaning  as  possible,  and,  second 
by  changing  the  lip,  making  it  narrower  and  so  reducing  the  space  between 

the  edge  of  the  pavement  and  the  rail, 

and  the  lip  is  at  practically  the  same 

elevation  as  the  head,  so  that  traffic 

can    pass    freely    in    any    direction. 

iThese  center-bearing  rails  were  de- 
signed when  granite  blocks  having  a 

depth  of  7  or  8  in  were  laid.     It  is  not 

an  economical  type,  as,  on  account  of 
its  height,  the  web  requires  more  metal  than 
would  otherwise  be  necessary.  When  granite 
blocks  were  reduced  to  a  depth  of  5  in,  the  type 
of  rail  was  changed  to  that  shown  in  Fig.  12, 
weighing  105  lb  per  yd,  which  has  all  the  good 
features  of  the  other  rails  and  gives  as  good  ser- 
vice to  the  companies,  with  less  metal.  This  type 
was  used  by  the  Manhattan  Bridge  Three-Cent  Line,  previously  referred  to. 
Life  of  Rails.  It  is  often  asked,  as  in  all  other  construction,  how  lost 
will  rails  last  in  a  street-car  track.  This  question  is  as  indefinite  as  mo* 
questions  of  like  character,  as  the  life  of  the  rail  depends  so  much  upoa 
conditions,  namely,  the  weight  of  the  car  to  be  used,  the  speed  at  whkk 
it  is  to  be  operated,  the  size  and  cross-section  of  the  rail  itself,  the  founda- 
tion upon  which  the  structure  is  placed,  the  method  of  construction,  whether 
the  rails  are  on  tangents  or  curves,  and  whether  there  is  much  starting  « 
stopping  on  the  line.  All  these  matters  have  a  very  important  bearisf 
on  the  question,  as  can  easily  be  understood,  and  without  knowing  thee 
conditions  it  is  impossible  to  form  any  estimate  whatever  as  to  the  life 
of  the  rail.  Some  engineers,  working  by  the  rule  of  thumb  method,  hare 
estimated  that  a  rail  will  last  for  the  passage  of  6  000  000  cars.  The  above 
discussion  shows  how  general  an  estimate  this  must  be.  In  the  Borough 
of  Brooklyn,  New  York  City,  on  Fulton  St,  below  the  Borough  Hall,  nib 
were  renewed  in  1899  that  were  laid  in  1895.  This  would  mean  the  passage 
of  a  little  over  2  500  000  cars  over  the  track  before  it  was  renewed.  It 
has  been  stated  that  the  passage  of  the  same  number  of  cars  over  the  Third 
Ave.  Railroad  tracks  in  New  York  City  appreciably  wore  and  hollowed 
out  the  rails.  This  was  a  cable  road.  At  the  present  time  in  Brooklyn 
it  is  estimated  that  the  present  construction  on  Fulton  St,  which  has  u» 
heaviest  traffic,  will  last  for  12  years,  while  some  track  is  in  existence  whtc* 
has  been  down  18  years  and  is  still  in  good  condition.  An  extreme  case  of 
wear,  of  rails  is  undoubtedly  shown  in  the  operation  of  the  New  York  sub- 
way. On  the  City  Hall  loop,  rails  wore  to  such  an  extent  that  some  of 
them  had  to  be  renewed  in  5  months;  others  had  a  life  of  from  7  to  * 
months.  This  was  on  a  curve  with  a  radius  of  147  ft.  At  the  Gra&i 
Central  Station,  rails  were  removed  after  having  been  in  use  12  moats* 
and  5  days.  These  of  course  are  extreme  cases,  but  indicate  very  plain!} 
the  necessity  of  having  all  conditions  known  before  any  opinion  can  fc* 
formed  as  to  the  length  of  time  any  track  will  be  used. 

5.    Construction  of  Car  Tracks 

Joints.     When  the  work  of  actual  construction  proceeds  after  the  typ 

rvf  T-oii  haa  been  determined  upon,  one  of  the  most  important  things  to  fat 

"*d  is  the  joint  making.     It  is  recognised  by  all  engineers  that  tb 
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oint  is  necessarily  the  weakest  part  of  the  rail  unless  reinforced  with  great 
are.  From  the  pavement  standpoint,  too,  the  joint  question  is  important, 
a,  especially  when  a  sheet-asphalt  pavement  is  laid  up  against  the  rail, 
he  wear  next  to  the  track  almost  invariably  begins  at  the  joints.  This 
auses  the  rails  to  work  loose,  and,  with  the  motion  under  traffic,  allows 
rater  to  get  below  the  pavement,  softening  it  and  causing  undue  wear. 
oint  trouble  has  been  eliminated  to  a  great  extent  by  the  construction  of 
roger  rails.  The  old  practice  was  to  lay  rails  30  ft  in  length,  but  within 
ecent  times  rails  have  been  laid  60  ft  in  length,  thus  reducing  the  joints 
ne-half.  Many  experiments  have  been  made  in  joint  making  and  many 
devices  used  for  that  purpose.  This  is  important  from  a  railroad  traction 
tand point,  as  is  shown  by  a  paper  by  Bowen  (14).  He  stated  that  when 
he  question  of  renewing  the  State  St.  track,  in  Chicago  came  up,  a  car 
reigning  over  4  tons  was  run  over  it,  attached  to  a  grip  car  by  means  of 

dynamometer.  The  same  car  was  run  over  a  track  newly  laid  and  at  the 
eune  speed  as  over  the  old  line.  The  dynamometer  showed  that  it  took 
3.75  lb  more  pull  per  ton  to  haul  the  car  over  the  old  line  than  over  the 
ew.  That  he  attributed  a  great  deal  of  this  extra  power  required  to  the 
ondition  of  the  track  at  the  joints  can  be  seen  from  his  conclusion  that  a 
ew  track  with  cast  joints  would  last  12  years,  and  as  there  will  be  no  low 
>ints,  the  draw-bar  pull  will  not  increase  much  until  the  rail  is  worn  down 
ufficiently  to  allow  the  wheel  to  run  on  the  flange.  When  it  is  remembered 
hat  some  engineers  figure  that  the 
>rce  required  to  haul  a  ton  on  a  well- 
Dnstructed  track   should  not  exceed 

lb,  the  effect  of  the  track  being  in 
ad  condition  can  be  plainly  unders- 
tood. This  is  especially  important 
B  the  weight  of  the  car  and  the  speed 
t  which  it  is  run  increases.  The  orig- 
ial  method  of  making  joints  was  by 
interring  the  rails  together  with  stqel 
lates  and  bolts,  but  in  order  to  make 
[gid  joints  they  have  been  formed  by 
relding  with  what  is  known  as  the 
nst-welding  process.  More  recently 
lie  practice  of  welding  rails  electri- 
Btlly  has  been  in  use.  As  the  rails 
re  used  for  the  return  current  of 
lectricity  it  is  important  that  the  con- 
ections  should  be  as  nearly  perfect 
s  possible.  Fig.  13  shows,  both  in 
action  and  elevation,  a  riveted  joint. 
?g.  14  shows  a  continuous  joint,  and  Fig.  15  a  cast-welded  joint,  all  as 
sed  by  the  Brooklyn  Rapid  Transit  Co. 

Ties.  It  is  generally  considered  good  practice,  where  wooden  ties  are 
sed,  to  have  them  creosoted  before  being  laid,  as,  with  a  permanent  track 
onstruction,  if  the  ties  need  not  be  disturbed  when  the  rails  are  laid,  the 
pst  of  relaying  the  track  is  much  reduced.  Some  companies  use  steel 
iee,  as  will  be  shown  in  the  different  types  of  paving  construction  listed, 
ut  many  like  the  wood  bearing  because  it  gives  more  resiliency  to  the  rail. 

Third  At©.  Railway  Co.,  New  Tork  City.  Fig.  16  shows  the  form  of  construction 
ml  was  adopted  when  the  company  substituted  electric  construction  for  cab! 
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Fig.  14 
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•bout  ISM.     It  wtD  be  noticed  th»t  the  nil  i»  the  regular  Trilby  nfl,  m 

creoaoted  etrinter.     The  obji 

in  the  track  ao  aa  to  make  it  more  comfortable  for 

thenuelves.     Yoke* 

<ru  luni  on  the  nibeldiiiry  lines,  but  on  Third  A       .     . 

somewhat  dunged,  end  fnatezd  of  the  creoaoted  beam  a  heavy 

'*  yok*   eud    upon  "ir* 

the  rail  rested.     Tbii  i 

■JEEked   that,  i 

I    I I     j/   weight  of  10  000  to  12  000  lb.    TVs 


wooden    atringer.     The 
yokea  are   planed   G  ft 
apart  and  serve  as  hear- 
ing, for  the  nils. 
Cone*    Itland    Are., 


spread  over  the  surface  and  rolled  to  a  depth  of  6  En.  Upon  thia  bed  of  broken  an* 
ereosoled  tlea  were  placed  and  T-raila  laid  upon  them.  The  rails  were  luiaal 
the  tlea  with  >  screw  (pike  pneumatically  driven.     A  T-rul  wis  permitted  to  be  in 


entirely  aatiefactor-r. 
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Brooklyn  Rapid  Tnu!l  Co.  Fie-  18  shows  the  typo  of  track  comtructi on  in  Brook- 
lyn u  adopted  by  the  Brooklyn  Rapid  Transit  Co.  It  will  be  noticed  that  the  tin 
■m  laid  upon  the  natural  aoll.     In  ibis  connection  it  should  be  nid  that  the  nil  of 

Brooklyn  is  sandy  and  T_.-_n      .  _  '„■  _• 

artificial  drainage  ianot 


iremely  satisfactory  re- 
mits. Aa  a  genera] 
proposition,  however,  it 


tzmm^zssgm 


ihowi  a  type  of  con- 
itruetlon  with  steal  ties 
If  the  Brooklyn  Rapid 
rraiurit    Co.     A  trade 


Med    on    Flatbiuh 

.,  leading  out  towards  Prospect  Par 

without  any  interferes 


Fif.  IB 
has  proved  exceedingly  satisfactory. 
ie  aide  to  the  other,  either  diagonally 
tever.     It  is  exceedingly  pleasing  alio 
to  ride  over,  as  the  rails 
along  the  foundation  are 

face    correspondingly 
Cleveland,  Ohio.  Fig. 


rail  and  Sve  to  « 


te  beam,  as  shown,  there  bi 
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Fig.  28 


on  top  of  the  concrete  beam,  making  the  same  more  resilient.  Attention  is  caDed  t» 
the  provision  for  drainage  should  any  water  seep  thru  the  joints  of  the  blocks  doei 
to  the  sand  cushion.  The  soil  of  Rochester  is  clayey,  so  that  provision  for  drsisajt 
is  necessary.    Fig.  23  shows  a  cross-section  of  street-car  track  construction  in  Rochet* 

,  .  , ,  ter  in  1916.     The  Cm- 

■+** .^»        " *    suiting  Engineer  of  tatt 

city  writes 
"We  are  sa 
our  experience,  that  a 
broken  atone  fosasV 
tion  is  better  for  sen? 
traffic,  especially 
it  is  difficult  to 
the  street  closed  for  a 
sufficient  length  of  time  to  let  the  concrete  become  properly  set.  We  have  trial 
every  kind  of  construction  in  railway  tracks  and  are  satisfied  that  the  T-rail  wife 
a  special  Medina  or  granite  block,  cut  as  shown  on  the  print,  makes  as  good  a  track 
as  any  other  construction,  and  very  much  better  than  any  of  the  other  balf-groovei 
rails    that   have    been 

used    heretofore.      We        u s/tv* 

have  abandoned  the  use 
of  the  steel  tie  and  are 
using  wooden  ties  en- 
tirely at  the  present 
time.  These  ties  are 
spaced  2  ft  apart." 

Detroit.  Fig.  2 1 
shows  the  standard 
track  construction  in 
Detroit  in  1912,  a  T- 
rafl  being  used.  It  will 
be  noticed  that  the  ties 
are  bedded  in  concrete 
and  that  the  joints  are 
cast-welded.  Fig.  25 
shows  a  grooved  rail 
construction  in  the  same 
city  in  1913. 

Kansas     City,     Mo. 
Fig.  26  shows  construc- 
tion in  Kansas  City  as  of  1912.     Attention  is  particularly  called  to  the  type  of  rafl 
and  the  result  obtained  when  a  block  pavement  is  laid  up  against  it.     It  is  extiess*- 
ly  objectionable,  as  was  undoubtedly  ascertained   by   the   company,    as    Fig.  ST 
ahowB  standard  construction  in  the  same  city  as  of  1918,  the  rail  being  of  the  T  type. 

Newark, N.J.   fit 
>i 4^+7*11*11    ,    28     shows     stand**! 
construction  in  Ne>! 
ark  in  1912,  and  T% 
29  construction  is  1st ! 
same   city    for  1911  i 
The    construction  » 
practically  the  sass. 
altho  the  pavement » j 


LONGITUDINAL  SECTION 
Fig.  24 


Fig.  25 


Philadelphia.    Fig.  30  shows  track  construction  in  Philadelphia.     This,  as  wffl  * : 

seen,  varies  materially  from  construction  in  other  cities,  the  raOa  being  placed  * 

chairs  embedded  in  the  concrete.     Attention  is  called  to  the  way  the  outside  eis? 

of  the  rail  is  bevelled  off  and  how  unnecessary  this  is  when  a  square  block  is  hi 

-**inst  the  rail.     In  1915  it  was  stated  that  the  concrete  construction  had  practkaCr 

™\  abandoned  and  the  ties  laid  on  the  natural  ground. 

oaton.    Fig.  31  shows  Boston  construction  in  1912,  the  grooved  rail  being  set  ssei 
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Ij  the  ume  my  u  n  shown  in  Cleveland  mad  Brooklyn.     Pi*.  32 
in  In  Boston   In    IBIS.     Tho   Engineer  of   the  road  mate     ' 
rltb    thi«,  that  the  tendency  now  Is  to  do  mwsy  with  concnu  In 

BiQg  toe  rijid.  and  broken 


The  Baud  of  Super 
Imint  Engineer!  at  Chi- 
»«o  adopt«l  the  different 
yp*»  of  construction  shown 
D  Fie*.  33  and  34.  the 
ni'tliod  varying  according. 
a  the  rail  and 

Toronto,    Canada.      Fig- 
15  ahowi 
rTorksoi 


fa 

Filling  for  Rail*-.  *-*■ 
It  is  important,  es- 
pecially where  tho 
pavement  is  made  of  blocks 


if  it  is  not  so  filled,  the  blocks  are  liable  to  settle  under  traffic  and  permit 
a  rut  to  be  formed  adjacent  to  the  rait.  Three  materials  are  used  for  this 
purpose:     Cement    mortar,  burned    clay    blocks,  and    wood.     The   oemjot 
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mortar  mixed  in  the  proportion  of  one  part  of  cement  to  two  or  thro 

parts  of  sand   is   most   generally  used,  and  is  probably  the  beat.      It  cu 

be  easily  applied  and. 

_.  strong  and  sobd. 
Burned  clay  brick  doe> 
not  fill  the  space  ex- 
actly, and.  in  taj 
event,  has  to  be  burned 
specially  for  the  ruL 
The  wood  is  uadear- 
ablo  for  the  same  rea- 

soted,  Lb  liable  to  de- 
cay long  before  the 
pavement  or  the  rsi 
itself  is  worn  out  and 
thus  lose  the  efficient; 
it  had  in  the  beginnim 
Pavement  Heat  to 
SailE.  In  the  laying  d 
pavement  in  a  street- 
'  that  sheet-asphalt  should   not   be  laid 


Fig.  3D 

'  l  (fanii  Bm.  *  »TJ) 


that    is,    it    forms    a 

longitudinal   joint  be- 

* — -n   a  hard  and   a 

rati  very  soft  ma- 

vhich  is  in  the 


Irt.  5  Construction  of  Car  Tracks 

Ine  of  traffic,  and  far  that  reason  liable  to  form  a  rut 
in   Brooklyn,  N.  Y.,  the  practice  haa  always  been  t 
iireotly  against  the 
rait,  and  very  many  ;,  t'p/o^J'  ' 


ji  use.  While  with 
aad  track  construo- 
;ioa  it  is  undoubt- 
edly true  that  more 
than  ordinary  wear 
will  take  place  next 
the   roil,  yet  with 

nich      tracks      as  Fij.  34 

should   be   laid   in 

modern   times,  wiLh    the  present  wci«ht  of  cars,    it  seema  that  the  sheet- 
asphalt  can  bo  satisfactorily  laid  up  to  the  rail  itself. 

Conclusions,  Spec,  Com.  Hat.  Road  Cons.,  Am.  Soc.  C.  E.  (ID).  "Uniformity  In  the 
roadway  surfaa 
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./-• 


ft! 


-«H 


&- 


adjacent  to  the  nils;  when  the  nils  are  at  the  side  and  the  railroad  area  does  sot  fans 
a  part  of  the  roadway  proper,  loose  broken  stone  or  gravel  may  be  substituted  for  the 
stone  blocks  or  brick." 

American  Practice.    Figs.  36  to  47  show  types  of  different  kinds  of  track 

construction  in  differ- 
1      --'----  ant  cities   of  America 

•'  f«"  see  (22b).     It  will  be 

noticed  that  the  greater 
number  of  the  rails  are 
of  the  T-type,  and  that 
the  groove  is  formed 
in  different  ways,  some- 
times by  cutting  the 
blocks  themselves,  and 
at  other  times  by  lay- 


<  i  Stoii  hi  it  Pfcwr  Bull  K—  Btotfc    '  '  Brl*  BMk  or  Brfak 


p.i/iO'.  <i'if.ii  OiT'T  '"i'^M  V» '£ 


Fig.  88.    Seattle 


Id 


/ 


iTwaa 


M^SPk.; 


Fig.  89.    St.  Louis 


ing  the  blocks  under  the  head  of  the  rail,  crowning  them  to  the  center. 

While  this  practice  might  be  satisfactory  from  the  railroads*  standpoint, 

it    does    not     seem 

that  it  should  be  ac-  1*     "'  * «■= T       ^£1^" 

cepted   by   the   city 

authorities,  as  it  con- 
flicts so  entirely  with 

the    principle     that 

the  street-car  track 

should    be    part    of 

the   pavement   and 

neither  invite  nor  re- 
pel traffic    A  pavement  would  not  be  permitted  on  a  street  with  a  rat  in  it  1 

or  1H  in  deep,  even  if  the  edges  were  bevelled  off.     By  laying  a  double  fine 

of  T-rails  in  a  street 

«'"  —*■— h»L  jhrf ^jottwAAoxaa     there     are     formed 

practically  four  rats. 
into  which  traffic  wiD 
naturally  go  and  to 
cross  which  must 
prove  a  good  deal 
of  inconvenience  to 
vehicular  traffic. 
European  Practice 

in  street-car   track  construction  is  much  like  that  of  the  United  States, 

altho  as  a  whole  probably  not  as  good.      In  most  places  the  cars  are 

small  and  do  not  re- 

quire    as   solid   con-  .J, ,'      ^^^.^   ^        '' 

struction.       In     the 

larger  cities,  however, 

where    the    double- 
deck  cars  are  in  use, 

it  is   essential    that 

the  tracks  be  laid  with 

a  great  deal  of  care. 
La  Have  and  Geneva,  Switzerland,  construction  is  shown  by  Fig.  48.    It  will  be 

*•  Kat  at  La  Hmye,  where  the  street  itself  is  paved  with  rock  asphalt,  wood  blocks 

1  up  against  the  rail,  both  on  the  inside  and  the  outside;  also  that,  whsst  tse 
*t  on  concrete,  it  Is  bedded  in  asphalt  in  order  to  get  more  raskUeacv,   U 


■4-  -Si '» *-i~  "i    *.~rV~'<m,>    •  i i  ■■■■'"■  '■.a1*'*'?-  '  ■    .•"■'  :'.r-,i"'ff r  ■"..■..'■ ■uTi.n ~  ..TT.-pfll 


Fig.  40.    Houston,  Tex. 


Fig.  41.    T-Rail  Construction,  Dallas,  Tex. 
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Jeneva  ~.t  will  be  noticed  that  the  rail  rests  on  a  chair,  which  in  turn  is  fastened  to  a 
ieel  tie.  Fig.  49  shows  the  method  of  laying  the  rail  on  a  hollow  concrete  stringer  at 
Senevsu  It  will  be  noticed  that  there  is  a  small  base  resting  upon  the  concrete  stringer. 
Germany,      Fig.    50 

__  i'i. n ii i  fiiMMii  rii  hi  i  i  ■ 


f 'to  <kf»  Lfcw       !  Ohmb«  Groat  lil 


Fig.  42.    Girder  Rail  Construction,  Dallas,  Tex. 


hows  different  exam- 
ties  of  steel  car-track 
instruction  in  Ger- 
many: A,  representing 
ion-rigid  construction 
n  EMlsseldorf  and  Ber- 
In;  B,  semi-rigid  con- 
itruction  at  Neuch&tel; 
3,  rigid  construction  at 

Neuehatel;  D,  construction  with  reinforced  concrete  blocks  at  Elberfeld  and  Bruns- 
wick. Fig.  51  is  an  example  of  track  construction  with  reinforced  concrete  in  Berlin, 
tt  will  be  noticed  from  the  shape  of  the  rail  that  it  is  extremely  shallow.    Fig.  52 

shows  a  cross  section  of 

[« uVut— » track  in  Berlin  with  a 

TiMkOjnton  regular    standard    rail, 

the  pavement  being  as- 
phalt. Attention  is 
called  to  the  method  of 
bringing  the  rail  to  ex- 
act grade  by  the  wedges 
under  the  rail  itself. 
Fig.  68  shows  a  longi- 
tudinal section  repre* 
senting  clearly  the 
method  of  attaching  the 
rail  to  the  steel  cross- 
tie,  and  showing  the 
concrete  bearing  for  the  tie  itself.  Fig.  54  shows  track  construction  with  monolithic 
reinforced  concrete  at  Nuremburg. 

Vienna.    Fig.  55  shows  a  cross-section  of  overhead  track  construction  in  Vienna, 
The  rails  are  set  direct- 


Fig.  43.    Capitol  Traction  Co.,  Washington,  D.  C. 


(AtftmH 


2 


«>jitia3>'" 


ma  wrmnrjr  fc^.»*Axrv»»  b*a  'w»ei*n  wr_ 


mm^Mm23Z!m%ffim^mmt®< 


Fig.  44.    Minneapolis 


ly  in  the  concrete,  and 
in  this  particular  in- 
stance, altho  the  pave- 
ment is  rock  asphalt,  a 
wood  block  is  set  next 
to  the  rail.  This  con- 
struction shows  the  rails 
laid  in  concrete,  altho 

sometimes  they  are  set  on  broken  stone.  It  will  be  noticed  that  the  rails  are  tied 
together  by  a  wide  steel  bar.  Fig.  56  shows  underground  construction,  the  slot  rail 
being  at  the  side  and  serving  as  a  bearing  rail  for  wheels  as  well  as  for  the  slot.    The 

.  street-railway  system  of  Vien- 

'  ™  na  is  owned  and  operated  by 

the  city,  and  the  engineer  in 
charge  informed  the  writer  in 
1913  that,  while  he  appreci- 
ated that  the  side-slot  con- 
struction was  better  for  the 
pavement  and  for  the  street, 
it  was  not  as  satisfactory 
from  an  operating  standpoint. 
This  is  probably  because  it 
is  more  difficult  to  transmit 
the  current  thru  the  side  of 
the  car  to  the  underground  conduit  than  thru  the  center.  Side-slot  construction  was 
seen  in  Brussels  as  well  as  in  Vienna. 


CXDC 

SudCuUoQ 
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Fig.  45.    Cincinnati 
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t  might  be  mii  'a  tk 


n  surface  can.     The  tracks  a. 


.    in    191S    all    t 

:    would    be  ope 


concrete,   and  the   rock  asphalt  pavement  la  separated  Irom  the  rail  by  specially  p* 
pared  asphalt  mastic. 

London  County  Council.  As  haa  been  said  before,  the  tramways  in  London  ■ 
controlled  and  oparatsd  by  the  London  County  Council.  They  operate  both  baaa 
and  above  around,  by  overhead  and  undertTousd  trolleys.     "'      "" 


the  method*  of  reinforcins  the  rails  by  what  an  tor 

the  joint.  It  will  alao  be  natieed  that  them  ii  an  extra  connection  between  tin  nib 
v  u  to  permit  free  tranarniaaion  of  the  electric  current.  The  engineers  evi&arlT 
reeogniia  that  the  joint  la  the  weak  part  of  the  rail,  and  provide  for  ei 
<>own.     Tit.  SI   shove  a  cross-section  of  the  track  ft 
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by  what  ii  known  u  the  extended  y 
yoke  itself.     Fig.  62  ihowa 
section     between     the 
yokw.     The    extended 


the  short  yoke  is  mid- 
way between  them.  Fig. 
6*  shows  m  method  of 
mukiriK  the  Joint,  which 


the   joint  in  the  t 
with      overhead 


Construction  from 
Railroad  Companies' 
Standpoint.  What 
has   been  said  before 

Htruction     from    the 

city's  standpoint.    It 

is   interesting  aa  well  as  instructive  to  take  up  the  matter  from  the  railroad 

companies'  standpoint,  and  the  question  has  probably  never  been  better 
presented  than  in  the  1914  Rep.,  Com.  on 
Way  Matters,  Am.  Electric  Ry.  Eng.  Ass.]. 
<9b).     As  an  introductory  to  the  report,  it  is 

"The  tint  requirement  of  all  types  of  structures  is 
permanency.    Thia  it  particularly  true  in  relation  to 

rule  the  types  of  pavement  found  are  costly  and 
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The  Baud  of  Su] 


^m&jy*—**' 


'eight  at  C«r.  .nd  the  L 
Construction .  The  report  aayi:  "From  atatia 
it  is  found  that  the  modern  typaa  of  prepayment  can.  what 
arc  coming  more  and  mora  into  nee,  vary  in  total  aught 
fully  equipped,  from  82  246  to  64  TOO  lb.  and  sea*  an  m 
age  of  46  people  per  car,  Hiving  an  additional  weight  at  Of* 
lb  if  Hi  lb  per  person  is  taken  aa  average  weight.  I 
Handing  room  ia  considered  for  an  average  of  40  psnafc 
'    ,  or  a  weight  of  UM » 


-rjBfcJ?.*:1;- :*.-/?■: 


12  325  It 


Adding 


din.  Ha 

•as 


Kivee  ■  range  of  load  bw 

44  61 1  to  67  025  lb.' 

Ballast.     Wits  raftr- 
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'he  baUaated  caoKructkn  n 
""  it  by  T%otth*e< 
"  Tho  prafennre)  for 


d  by  W%,  «olid  concrete  by  88%,  and  eon- 
■  reporting.     The  rapwt  further  nji: 

'"    It  la  lUted  to  be  for  the  follow- 


>  repair;  amenta  too  rigid;  ex- 
•rimes  proved  it  very  aatiafac- 
iry;  gives  mora  reeflieney  to 
re  preetica- 


■a.    And,  referring 

igbt  ol  the  t 
effect  deflection,  and  nc 
in  nil  eaieted,  [or 

actually  over  the  point  ef  r 
Tie».      The  re 

•      "  In  by  8-ft  ti 


juidard,  aa  re  ehown  by 
,11.  may  be  ueed  with  equally  good 
favor  of  tba  Trail  may  be  given  I 


and  those  under  G  in  in  depth  will 
not  aetiafaecorily  provide  for  moat 
types  of  permanent  pavement.  A 
minimum  depth  of  T  in  la  now  moat 
preferred,  and  it  ii  rapidly  bi 

ion  in  Boaton.  Either  girder -grooved  or  T- 
provided  a  good  joint  iauaad.     The  point* 

id  the  chief  one*  are  a.  follow.:    (1)  The  T- 
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»Tb»  report  Onally  ncomnMndi the 


■hould  be  dinetvd  lami 
inflltrmtion  of  matitt  a> 
cowniitcriOM  iIwwd  In  Fbj.  H, 
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fillers.    As  regards  filler  for  the  head  of  the  rail,  the  report  states  that  it  is  difficult 

>  determine;  that  the  general  practice  seems  to  be,  where  the  paving  block  fits  under 
te  head  of  the  rail,  to  pour  a  cement  grout,  usually  of  one  part  of  cement  to  three 
urta  of  sand;  where  a  mortar  or  plaster  is  used  the  proportion  may  be  increased  to 
ur  parts  of  sand;  that  in  isolated  cases  cast-iron  fillers  are  used,  as  well  as  wood 
.  other  cases;  that  the  preference,  however,  seems  to  be  in  favor  of  brick,  whether 
te  standard  paver  or  a  certain  type  of  special  brick  filler;  that  concrete  block  also 
ida  some  advocates,  but  not  many,  and  that  asphalt  cement  grout  is  used  at  time* 
have  cement  grout  is  omitted. 

SUBSURFACE  WORK 
d-    Effect  of  Subsurface  Work  on  Pavements 

The  greatest  difficulty  that  an  engineer  in  charge  of  street  pavement 
spaira  has  is  the  replacing  of  the  pavement  over  cuts  made  for  subsurface 
ork.  Repairs  necessitated  by  the  wear  and  tear  of  traffic  can  be  foreseen 
nd  planned  for,  but  a  street  can  be  put  in  first-class  condition  to-day  and 
j-morrow  it  may  have  several  openings  in  it  made  by  the  ubiquitous  and 
eredstent  subsurface  companies.  This  often  happens,  too,  in  a  new  pave- 
ment, and  there  is  nothing  that  is  more  discouraging  to  the  engineer  than, 
fter  he  has  worked  hard  to  have  a  pavement  laid  in  a  first-class  manner, 

>  find  it  opened  up  in  a  short  time  by  the  subsurface  companies.  It  is 
rue  that  this  is  often  necessary,  but  in  many  instances,  by  the  companies 
sing  proper  foresight,  a  large  amount  of  this  could  be  avoided. 

Location  of  Subsurface  Work.  It  is  the  practice  in  this  country  to 
instruct  all  subsurface  work  between  the  curb  lines,  in  the  place  where 
,  is  most  difficult  and  most  expensive  to  connect  with,  and  make  repairs 
>,  these  structures.  About  1890,  when  a  municipality  had  sewer,  water 
nd  gas  mains  laid  previous  to  the  construction  of  a  pavement,  it  could  rest 
ssured  that  not  many  openings  would  be  made  in  the  pavement  in  the 
rst  few  years,  especially  if  the  house  connections  were  also  laid ;  but  when 
here  exist  in  city  streets,  in  addition  to  the  foregoing,  conduits  for  electric 
ght  and  telephones,  refrigerating  lines,  pneumatic  tubes,  and  so  forth,  new 
rork  and  repairs  keep  the  streets  torn  up  nearly  all  the  time.  Then  in  our 
ipidly  growing  cities,  where,  as  in  New  York,  20-story  buildings  are  torn 
own  and  others  of  30  stories  erected,  and  with  such  structures  as  the 
foolworth  Building,  with  its  55  stories,  and  the  Equitable  Building,  with 
a  35  stories,  the  latter  covering  an  entire  block,  it  is  necessary  in  almost 
irery  case  to  enlarge  the  subsurface  structures  in  order  to  supply  the  in- 
reased  demand. 

The  Amount  of  Disturbance  to  city  pavements  due  to  the  work  of  the 
ibeurface  companies  is  very  great.  For  instance,  in  the  City  of  Boston 
uring  the  year  ending  Jan.  31,  1910,  13  597  permits  were  issued  for  the 
pening  of  streets  for  different  purposes,  and  the  length  of  the  openings 
ras  151  miles;  this  was  in  a  total  street  mileage  of  487.  In  the  Borough 
f  Manhattan,  New  York  City,  in  1911  there  were  25  179  openings  made 
f  various  sizes,  in  a  total  street  mileage  of  440;  in  1914  the  area  repaved 
ver  trenches  was  139  865  sq  yd,  equivalent  to  practically  8  miles  of  streets 
0  ft  wide.  In  the  Borough  of  Brooklyn,  New  York  City,  during  the  year 
911  the  Bureau  of  Highways  relaid  pavements  over  trenches  made  by 
lumbers  and  the  different  corporations  of  an  amount  equivalent  to  7  miles 
{streets  30  ft  wide.  There  were  21225  openings  in  Brooklyn  in  1914, 
quivalent  to  5.83  miles  of  streets  30  ft  wide,    In  the  City  of  Chicago. 
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the  downtown  district,  in  a  total  street  mileage  of  20.8,  during  1013  pe> 
mite  were  given  for  4464  openings,  making  a  total  yardage  of  49  547;  wfcfe 
in  1914,  in  the  same  area,  1947  permits  were  issued,  covering  a  yardage  of 
15  865.  In  the  entire  city  in  1914,39  430  openings  were  made,  coverinf  i 
total  yardage  of  197  150,  or  11.2  miles  of  streets  30  ft  wide.  The  foregoing 
quantities  are  startling,  but  it  is  undoubtedly  true  that  the  same  relanw 
number  of  openings  are  made  in  the  other  cities  of  the  United  States.  U 
may  be  said  that  the  cost  of  these  openings  as  a  whole  is  paid  by  the  cor- 
porations and  not  by  the  city.  This  is  true,  but  at  the  same  time  it  us 
destruction  of  property  and  falls  upon  the  stockholders  of  the  different  cor- 
porations; and  in  these  days  of  efficiency  and  economy  it  is  necessary  tbst 
everything  possible  should  be  done  to  conserve  property,  of  whatever  kind. 
It  must  be  remembered,  too,  that  the  damage  done  to  pavements  by  tb§ 
openings  is  not  simply  the  cost  of  relaying  the  pavements  actually  takei 
up,  but  damage  is  also  done  to  adjacent  pavement,  which  is  subjected  to  «• 
undue  and  abnormal  wear. 

•  European  Practice.  It  is  often  said  that  the  question  of  street  opening 
is  taken  care  of  in  a  better  way  in  Europe  than  in  the  United  States,  Tsi 
is  undoubtedly  true,  but  it  must  be  remembered,  in  the  first  place,  that  a 
almost  every  case  the  minor  utilities  in  Europe  are  laid  in  the  sidewalk  am 
instead  of  in  the  roadway.  As  a  general  rule,  it  can  be  said  that  seven 
and  large  water  and  gas  mains  are  the  only  substructures  laid  betwea 
the  curbs  in  nearly  all  European  cities.  Then,  too,  while  European  cauee 
grow  rapidly,  and  some  of  them  as  rapidly  as  those  of  America,  they  grew 
in  an  entirely  different  way;  that  ia,  when  a  portion  of  a  city  is  completed 
it  remains  so  practically  for  all  time,  so  that  the  growth  of  the  cities  a 
from  the  center  outwards,  rather  than  an  intensified  growth  in  the  cents; 
as  is  the  case  in  the  United  States.  It  is  very  seldom  that  buildings  an 
torn  down  there  except  when  they  become  old. 

Number  of  Openings.  Many  openings,  however,  are  made  in  the  city  susrti 
of  Europe.  The  Engineer  of  Westminster,  London,  informed  the  writer  la  1S0 
that  approximately  20  000  openings  were  made  during  the  year  in  100  mda  d 
streets;  about  one-half  of  these  openings  were  made  in  the"  sidewalk  area  and  (fe 
others  in  the  roadway.  He  also  stated  that  the  minimum  siae  of  sewer  being  bs& 
in  Westminster  was  2  ft  4  in  by  3  ft  6  in,  so  that  a  workman  could  enter  the  seven 
when  a  house  connection  was  necessary  and  tunnel  from  the  street  to  the  noose  was- 
out  in  the  least  disturbing  the  pavement;  also  that  when  openings  were  concietad  jsrf 
previous  to  the  replacing  of  the  pavement,  the  concrete  foundation  was  allowed  tt 
set  7  days  before  the  pavement  itself  was  relaid.  This  was  true  even  on  the  Strsai 
which  is  probably  the  busiest  street  in  Westminster.  In  Liverpool,  in  1912,  paveme* 
was  restored  over  43  miles  of  trenches  in  a  street  mileage  of  466,  at  a  time  when  prsd> 
cally  no  building  was  going  on.  In  Glasgow  the  total  number  of  openings  in  the  stoat 
pavements  for  the  year  ending  May  31,  1912,  was  8582,  in  a  total  street  mileage  d 
245.  In  Edinburgh,  with  its  184  miles  of  streets,  about  5000  openings  are  made  p» 
year.  It  was  not  possible  to  obtain  information  on  the  Continent  as  to  the  numbers' 
street  openings,  but  in  Berlin  they  were  said  to  be  negligible.  A  great  deal  of  tis» 
and  study  has  been  given  to  the  problem  of  so  constructing  subsurface  work  that  * 
care  would  not  cause  such  great  disturbance  of  the  pavement,  but  nothing  praa> 
cable  has  as  yet  been  worked  out  in  America. 

7.    Pipe  Galleries 

New  York  City  Practice.    When  rapid  transit  subways  were  conten- 

Dlated  in  New  York,  the  Rapid  Transit  Board  adopted  a  general  plan  d 

miction  for  pipe  galleries  in  connection  with  subway  work,  thinking  ■ 

y  to  obviate  some  of  the  trouble.     The  pipes  and  conduits  to  be  dealt 
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ith  were  those  of  the  Department  of  Water  Supply,  Gas  and  Electricity, 
ae  mains  of  the  New  York  Steam  Co.,  the  subways  of  the  Consolidated 
as  Co.,  the  tubing  of  the  Edison  Electric  Illuminating  Co.,  and  the  tubing 
f  the  Western  Union  Telegraph  Co.,  as  well  as  the  structures  of  the  Bureau 
f  Sewers.  During  the  year  1896  the  companies  before  mentioned  were 
insulted  and  satisfactory  conclusions  reached  concerning  the  location 
f  their  structures  in  the  pipe  galleries.  In  1897  the  Rapid  Transit  Board 
bandoned  its  previous  work,  substituting  new  plans,  which,  except  as 
»  enlargement  at  street  intersections,  provided  for  galleries  of  much  the 
ime  type  as  the  original  plans.  According  to  the  new  plans,  an  estimate 
F  $650  000  for  2}£  miles  of  construction  on  Elm  St.  and  Fourth  Ave.,  be- 
nreen  Worth  and  33rd  Sts.,  was  submitted  in  1900.  After  these  plans, 
jecifications  and  details  were  prepared,  the  Sewer  Bureau  objected  to  its 
aructures  being  included  in  the  scheme.  Its  protests  were  based  on  the 
Let  that  the  location  of  the  sewers  and  the  number  of  other  structures 
bove  them  not  only  rendered  the  sewers  inaccessible,  but  made  house  coll- 
ections excessively  expensive.  At  the  same  time  the  Bureau  recommended 
aat  the  pipe  galleries  as  planned  should  not  be  built. 

The  objections  of  the  Sewer  Bureau  were  later  added  to  by  those  of  the  Depart- 
ment of  Water  Supply,  Gas  and  Electricity,  which,  while  approving  the  principle  of 
(pe  galleries,  objected  to  the  size  as  planned  and  to  having  water  pipes  in  the  same 
jmpartment  with  gas  mains.  The  gas  company  had  at  various  times  raised  ob- 
>ction  to  having  its  pipes  in  any  confined  spaca,  claiming  that  such  a  condition  was 
[ways  dangerous,  and,  where  electrical  wires  ware  also  present,  was  especially  so. 
ne  Chief  Engineer  of  the  Rapid  Transit  Board,  on  account  of  these  objections,  re- 
orted  that  the  restoration  of  subsurface  structures  at  the  sides  and  over  the  roof 
f  the  subway  would  be  possible,  and  consequently  the  construction  of  the  pipe  galleries 
ms  abandoned.  At  the  request  of  the  Merchants'  Assn.,  however,  the  question  of  pipe 
edleries  for  lower  Broadway,  Manhattan,  was  revived  In  1902.  After  much  opposi- 
on  had  been  presented,  including  that  of  the  Rapid  Transit  Subway  Construction 
o.,  which  objected  on  the  ground  that  the  travelling  public  would  constantly  be  in 
anger,  it  was  decided  that  the  galleries  should  not  be  built.  In  1906  the  Rapid  Tran- 
it  Board  advised  its  Chief  Engineer  to  Include  gallery  construction  in  all  work  then 
eing  planned,  and,  when  in  1907  the  question  of  abandoning  certain  galleries  arose, 
dvised  their  retention. '  The  year  following,  approximately  S  H  miles  of  subway  con- 
traction, all  of  which  provided  for  pipe  galleries,  was  contracted  for.  Altho  the  Rapid 
'ransit  Board  had  at  several  times  considered  the  combined  construction  of  subways 
nd  pipe  galleries  as  applied  to  various  local  conditions,  the  only  gallery  completed  was 
stretch  of  some  2500  ft  on  Delancey  St.  Owing  to  the  objection  of  the  gas  company 
»  galleries  in  general,  and  the  objection  of  the  Department  of  Water  Supply  to  having 
a  structures  in  the  same  compartment  with  gas  mains,  these  galleries  have  never  been 
sed.  The  Public  Service  Comm.,  which  succeeded  the  Rapid  Transit  Board  in 
907,  early  took  up  the  question  of  pipe  galleries.  On  the  Fourth  Ave.  subway, 
Irooklyn,  63  blocks  of  subway,  including  83  000  ft  of  pipe  galleries,  were  contracted 
>r,  and  the  excavation  of  the  subway  prism  was  started  in  such  a  manner  that  the 
alleriea  would  be  accommodated.  However,  before  the  time  to  begin  the  construc- 
ion  of  the  galleries,  it  was  decided  that  they  should  be  omitted,  and  in  the  plans  for 
ther  portions  of  the  dual  system  of  rapid  transit  the  Public  Service  Comm.  did  not 
rovide  for  pipe  galleries. 

Chicago  Practice.  The  question  of  pipe  galleries  is  a  matter  that  has 
>een  given  a  great  deal  of  consideration  in  Chicago,  and  on  Dec.  31,  1914, 
LLvord  &  Burdick,  civil  engineers,  of  Chicago,  made  a  progress  report 
o  the  Commission  on  Downtown  Municipal  Improvements  on  improved 
neans  for  accommodating  pipe  utilities  in  the  downtown  Chicago  streets. 
n  the  report  it  is  stated  that,  as  far  as  the  downtown  district  is  concerned, 
he  street  congestion  below  the  surface  is  now  comparable  with  that  above 
he  surface,  and  that  it  is  not  sufficient  to  provide  for  a  greater  occupar>~ 
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of  the  business  district  by  improved  transportation  facilities  without  provid- 
ing the  means  for  the  convenience  of  the  greater  population  as  provided  by 
the  utilities  of  water,  sewerage,  gas,  electricity  and  telephone.  It  is  ate 
stated  that  naturally  each  utility  company,  seeing  more  clearly  the  east 
to  which  it  would  be  subjected  by  a  change,  and  less  clearly  the  costs  that 
might  be  incurred  by  combination  with  other  utilities,  should  incline  toward 
solving  its  own  problem  for  itself,  but  that  for  each  utility  to  solve  its  own 
problem  independently  will  not  work  to  the  beet  interests  of  the  public,  far 
the  public  is  composed  of  individuals  who  to  a  great  extent  are  rate- 
payers to  all  the  private  corporations  and  tax-payers  as  welL  So  that  it 
was  considered  the  investigation  so  far  made  was  not  sufficient  to  answer 
the  fundamental  questions  of  practicability  and  cost,  but  that  the  subject 
should  be  pursued  without  delay  until  these  questions  are  settled. 

Financial  Problems.  In  the  part  of  the  city  studied,  that  is,  north  of  12th  St.  asi 
south  and  east  of  the  River,  there  were  20.8  miles  of  pavements,  and  hmnsth  thaw 
pavements  220  miles  of  utility  pipes  and  conduit  lines,  not  considering  service  eoane*- 
tions.  It  would  seem,  therefore,  that  there  was  an  average  of  10  miles  of  suhsurta* 
structures  of  some  kind  to  each  mile  of  street.  The  report  says  that  the  utifity  gal- 
leries, to  be  financially  practicable,  must  permit  of  a  saving  sufficient  to  warrant  ths> 
cost,  and  further:  "The  savings  will  include:  (1)  Cost  of  street  openings  amocmtiBS 
to  $200  000  to  $400  000  annually;  (2)  a  redaction  in  the  cost  of  pavement  inaaV 
tenance;  (3)  a  longer  life  for  pavements;  (4)  a  reduction  in  the  operating  east  •? 
utilities;  (5)  a  saving  in  cost  of  future  extensions;  (6)  a  reduced  leakage  of  sisur 
and  gas;  (7)  the  value  to  the  public  of  good  streets  and  decreased  interference  wM 
travel.  The  costs  will  include  the  fixed  charges  on:  (1)  The  expenditures  for  g*V 
leries;  (2)  the  cost  of  moving  the  utilities  to  the  galleries,  taking  into  ccmsiderstisi 
that  the  greater  part  of  the  present  investment  would  be  economically  abandoned 
(3)  the  cost  of  cutting  and  reconnecting  the  service  lines.  The  costs  and  savasi 
involved  can  be  determined  only  by  further  investigation,  and  preferably  thru  cotpaa- 
tion  with  the  public  service  companies.  A  rough  estimate  indicates  that  the  zeeie- 
duction  cost  of  the  sub-street  utilities,  public  and  private,  now  existing,  lies  bets  u» 
10  and  13  million  dollars."  This  report  was  made  because  of  the  fact  that  a  grs< 
many  of  the  streets  in  this  section  of  Chicago  are  to  be  torn  up  for  construction  a* 
transportation  subways. 

Character  of  Public  Utilities.    The  220  miles  of  pipes  and -conduits  in  this 
are  made  up  as  follows:    Water  pipes,  34.6;  sewers,  23.6;   clay  wires,  6.3; 
pany  mains,  94.9.     Conduits  of:  Commonwealth-Edison  Co.,  25.8;  Chicago 
Co.,  24.2;   Western  Union  Telegraph  Co.,  5.7;  Postal  Telegraph  Co.,  6.5. 

Housing  of  All  or  Part  of  Public  Utilities.  The  report  further  states  that  m 
sidering  the  plans  for  housing  the  public  utilities  within  a  subway  or  uxti 
gallery  the  question  of  providing  for  all  or  only  part  of  the  utilities  should  be 
into  account.  The  cross-sectional  areas  of  the  utilities  in  certain  streets  are  gfrm 
the  greatest  being  on  Twelfth  St.,  east  of  State  St.,  81.6  sq  ft,  and  a  tabjle  is  giwa 
showing  how  much  these  different  areas  would  be  reduced  by  excluding:  the  sew 
or  gas  mains,  or  both.  It  is  concluded  that  a  space  4  ft  wide  by  7  ft  high  would  ■ 
necessary  for  inspection  and  repairs;  that,  even  on  straight  runs  where  16  ft  woxsJ 
be  necessary  to  house  all  the  utilities,  and  where  5  sq  ft  only  would  be' nrnisiaij  f* 
the  same  purpose  with  the  gas  mains  and  sewers  excluded,  means  of  access  wesii 
require  cross-sections  not  less  than  45  sq  ft  in  the  first  case  and  35  sq  ft  in  the  sseast 
case,  so  that,  so  far  as  straight  runs  of  conduit  are  concerned,  the  saving:  in  cost  to 
the  exclusion  of  certain  utilities  would  not  be  very  great.  It  is  also  stated  the 
"There  are  other  reasons,  however,  why  careful  consideration  should  be  gives  a 
the  exclusion  or  inclusion  of  certain  utilities.  The  sewers,  except  for 
connections  from  premises  served,  require  very  infrequent  tearing  up  of  the 
the  other  utilities  differ  in  the  gain  that  would  come  from  enclosure  within  a  _ 
«r«~nt  jn  bq  far  u  concerns  future  enlargements.  It  is  questionable  whether  a  ps* 
worked  out  whereby  the  electric  cables  could  be  accommodated  other** 
n  ducts  within  the  gallery  with  special  facilities  for  admitting  the  cable 
intervals.    It  might  be  practicable  to  accommodate  the  telephone  est** 
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toon  shelves  or  in  troughs  so  that  a  man  could  make  repairs  by  removing  the  cable 
md  laying  it  upon  the  floor  of  the  gallery." 

Subway  Congestion.  The  following  conclusion  is  given  for  the  relief  of  subsurface 
ongestion,  and  is  discussed  in  the  report  in  detail:  "The  most  obvious  remedy  for 
he  relief  of  subsurface  congestion  in  the  Chicago  streets,  and  the  manner  most 
requently  discussed,  is  the  construction  of  underground  subways  or  galleries  permit- 
tag  of  the  orderly  accommodation  of  the  necessary  distribution  pipes,  conduits  and 
rires.  This  remedy  has  been  frequently  discussed  in  a  number  of  American  cities, 
nd  the  matter  has  been  given  quite  a  thoro  consideration  in  the  more  congested  cities 
if  Europe.  So  far  as  this  country  is  concerned,  no  actual  experience  in  the  matter 
ias  been  gamed;  no  such  subways  have  been  built  except  for  one  short  street  in  New 
fork,  and,  for  some  reason  not  fully  apparent,  this  subway  is  not  occupied." 

Sidewalk  Space.  The  following  is  taken  from  their  discussion  as  regards  sub- 
tdewalk  space:  "It  is  believed  that  there  is  ample  space  between  the  curb  and  the 
iroperty  line  for  the  accommodation  of  utilities  on  nearly  all  streets.  The  utilization 
f  this  space  for  the  accommodation  of  public  utilities  has  several  important  advan- 
■ges.  It  surrounds  each  block,  and  therefore  intersects  the  service  connection  for 
ach  utility  at  the  place  where  new  connections  can  be  made  with  the  minimum  of 
xpense  and  with  least  disturbance  to  continuous  service.  This  applies  to  the  private 
onsumers  and  also  to  the  public  in  forming  a  ready  means  of  connection  to  existing 
ire  hydrants,  street  drainage  inlets,  street  lighting  and  the  police  and  fire  alarm  boxes, 
t  is  also  the  location  where  a  continuous  passageway,  except  for  street  crossings, 
ouid  be  formed  at  a  minimum  of  expense,  for  at  least  one  side,  and  the  roof  of  the 
accessary  passageways  is  already  built  on  two-thirds  of  the  street  frontage  in  the  down- 
own  district,  and  a  greater  percentage  in  that  portion  of  it  most  needing  utility  galleries. 
*he  necessary  construction  could  be  carried  on  in  this  place  with  less  interference  to 
he  public  than  m  any  location  except  in  the  alleys.  All  utilities  except  the  sanitary 
ewers  may  be  readily  accommodated  at  or  above  the  level  of  the  cellar  floors.  If 
he  separate  system  of  sewers  is  adopted,  the  storm  water  drains  at  the  upper  ends  of 
he  branches  may  lie  dose  to  the  level  of  the  gutters,  and  even  at  their  outlets  need 
ot  be  much,  if  any,  below  the  basement  floor  level.  The  very  great  majority  of  the 
anitary  sewage  will  be  intercepted  at  or  above  the  level  of  the  first  basement  floors, 
n  the  multi-story  basements  of  the  most  modern  buildings  the  sewage  must  be 
limped  with  any  practicable  location  of  sewers." 

European  Practice.  In  1910,  Nelson  P.  Lewis,  Chief  Engineer,  Board  of 
Estimate  and  Apportionment,  New  York  City,  made  a  report  (6a)  on  the 
ubject  of  subways  in  European  cities,  and  the  following  information  is 
aken  from  that  report: 

London.  In  1861  a  pipe  subway  was  constructed  in  Garrick  St.,  800  ft  long.  This 
iibway  was  7  H  ft  in  height  and  12  ft  in  width,  in  addition  to  which  there  were  14  arched 
ide  pssssgnn  for  house  service  pipes.  In  the  creation  of  Southwark  St.,  on  the  south 
tde  of  the  Thames,  in  1864,  Commercial  Road  in  1868,  Queen  Victoria  St.  in  1870, 
rorthumberland  Ave.  in  1876,  and  other  subsequent  improvements,  provision  was 
tade  for  the  inclusion  of  pipe  subways  in  the  original  construction  of  the  streets. 
lie  cost  was  therefore  reduced  to  a  minimum,  that  of  subways  approximately  12  ft 
i  width  and  7  ft  in  height  having  varied  from  $17.08  a  lin  ft  in  the  case  of  Garrick 
t.,  to  $40.00  a  ft  in  the  case  of  Rosebery  Ave. 

The  pipe  subways  in  the  City  of  London  are  partly  under  the  control  of  the  London 
!ounty  Council  and  partly  under  that  of  the  Corporation  of  the  City  of  London, 
be  length  of  the  subways  under  the  control  of  the  London  County  Council  is  85  940 
%.  The  rates  charged  for  the  use  of  these  subways  are  arbitrary  and  not  always  in 
roportion  to  the  length  of  the  subways.  This  is  particularly  true  in  the  case  of 
nail  pipes*  the  annual  charge  for  those  under  8  in  in  diameter  being  $5  for  the  sub- 
By  in  Garrick  St.,  800  ft  long,  as  well  as  for  that  in  the  Victoria  Embankment,  which 
1 6690  ft  long.  For  pipes  8  in  and  under  6  in  in  diameter  the  rate  is  $10  for  the  Garrick 
t.  subway,  and  $25  for  the  Victoria  Embankment,  so  that,  altho  the  latter  is  22  H 
mes  as  long  as  the  former,  the  charge  for  its  use  is  but  2  Yi  times  as  much.  As  the 
xes  of  the  pipes  increase,  however,  this  discrepancy  in  great  measure  disappears. 
or  instance,  for  pipes  over  86  in  in  diameter  the  annual  charge  for  the  Garrick  St. 
ibway  is  $15,  while  for  the  Victoria  Embankment  it  is  $250,    The  foregoing  rates 
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ud  pi  compute!  having  power  to  break  op  ■trssti* 

■hich  latter  tbe  charge  lor  occupying  the  entire  iss- 
mloitt  length  mnd  is  also  st  a  higher  rate.  Ftr  ras 
ir  those  under  3  la  in  diameter  lor  the  Garrick  St.  sat- 
way  If  tlO  and  for  that  under  the  Victoria  Embankment  1150,  while  lor  pipes  betwssi 
12  in  and  18  in  in  diameter  tbe  annual  charge  [or  the  Garrick  St.  subway  ia  tSi  ssd 
for  the  Victoria  embankment  it  ii  3420. 

The  subways  under  the  control  of  the  Cobfohtion  or  thi  Cm-  or  Loudon  ■—■ 
Id  different  atreeta  and  have  a  total  length  nf  8124  ft.  In  these  subways  than  at 
10  194  It  of  water  maina.  12  639  (t  of  gas  mains,  &  049  ft  of  hydraulic  power  papa, 
and  9  389  ft  of  pneumatic  tubes.  In  addition  to  theae  pipes  there  are  31  416  ft  at 
electric  conduits,  varying  from  small  single  cables  to  troughs,  or  bona,  6  by  X  a. 
and  including  1S8  It  of  conduit  in  trenches  beneath  the  bottom  of  the  subways. 
Tbe  schedule  nf  charres  for  the  occupation  of  subways  under  the  control  of  the  Cor- 
poratlon  of  the  City  of  London  ii  the  earns  aa  that  fixed  by  the  London  County  Connd 
lor  water  and  (a*  companies  having  power  to  break  up  tbe  streets.  Theae  ia  at 
schedule  for  other  companies.  Tbe  report  says:  "From  the  data  already  given  it  w* 
be  aeon  that  tbe  total  length  of  pipe  subways  now  in  use  in  the  City  of  London  ■ 
8-345  miles,  altho  London  began  building  these  subways  in  about  1861.  In  expks- 
ation  of  the  very  limited  mileage  which  had  been  constructed,  I  waa  mformod  that  t 
la  only  when  a  new  street  ia  created  or  aa  old  street  ia  widened 
0  bund  pipe  subways,  and  that  the  exi 
a  simply  for  tbe  accommodation  of  underground  a 
would  be  so  great  aa  to  be  out  of  proportion  to  tbo  benefits  to  be  derived." 

Comparing  the  space  oocufdbi  by  th*  1  imisa 

ibwsyi  with  tbe  cross  sectional  srea  of  the  nisei 

i  New  York,  Lewie  says  that  at 

•elected  three  typical  subways  in   the  liiiian 

La  of  London,  all  being  12  ft  in  width  sad 

ft  in  height.      The  subway  under  Holbars 

hBfcl         Circus  contains  pipes  and   conduits   with  a  aw- 

.....=-].         ,i    I       tJonal  ana  of  G.G9  ft.     In  Monument  Si_,  rat 

tCTaSlSblral       toul  Kctjonal  *™  is  3.1  aq  ft.     In  the  condv 

jpoJSLEaJ       under  Shoe  Lame  the  totsl  sectional  area  occupka 

n*"™       hi^9.83  ft.     In  Broadway,  New  York,  bctwets 
d  Iasnensrd  Sts_.  there  are  pipe  sasv 
a  having  a  total  sectioual  area  of  46 J  aq  K 
and  9th  Sts.,  there  are  pipes  and  conduits  having  a  ssr- 
'     Canal  St.,  east  of  Mulberry  St..  that*  are  pipes  nl 
of  2H.HK  sq  ft.     In  Canal  St.,  between  Greene  ass 
.    .  subwayi  having  a  sectional  ana  of  42. S3  sq  fr_      ll 

ve.,  DeEween  23rd  and  24th  Sts.,  there  are  pines  and  conduits  having  i 
>  of  12.94  sq  ft.     In  Islington 
etween  78th  and  79th  Sts.,  there  are 
nd  conduits  having  a  sectional  area 

London  County 

Council,  and  Fig.  67  the  one  constructed  in 
the  Victoria  Embankment.  These  cuts  are 
taken  from  the  report  of  L.  A.  Dumood,  of 
Chicago,  made  to  the  Commission  on  Down- 
town Municipal  Improvements. 

Nottingham,  England.     This  city  In  1910 
had  a  population  of  about  260  000  and  bad  ' 

constructed   pipe  subways  in  new  streets  Kg.  67 

since    1361    aggregating    about     h    mile. 

<"■•*■  and  electric  conductors,  as  well  as  other  plpea  and  mains,  are  placed  in  the  safe 
1  the  sewer  constructed  beneath  th*  canter  of  the  subway,  which  is  1*  * 
nd  8  ft  6  In  in  height.     This  subway  coat,  not  Including  the  sewer,  snbwer 


j^t. 
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Eta,  or  connections,  about  $17  per  lin  ft,  the  work  having  been  done  In  connection 
the  construction  of  a  new  street.  In  the  report  a  quotation  is  made  from  a 
v  presented  by  the  Borough  Engineer,  which  reads  as  follows:  "To  show  the 
islue  of  such  works  in  the  street  called  Victoria  St.,  in  which  is  situated  the  general 
lost  office,  there  are,  besides  the  gas  and  water  pipes  and  connections,  no  less  than 
fat  pipes  containing  telegraph  wires  in  this  subway,  and  not  one  single  stone  was 
ssturbed  in  this  carriageway  for  26  years,  and  in  that  period  not  one  single  penny  was 
pent  in  repairs  on  the  street." 

St.  Helena,  England.  In  1910  it  had  a  population  of  about  96  000  people.  It  has 
obstructed  a  subway  6  ft  6  in  in  height,  6  ft  6  in  in  width,  and  2040  ft  long.  It  is 
onstructed  entirely  of  concrete,  with  the  exception  of  one  ring  of  brick  on  the  inner 
Ide  of  the  arch,  the  upper  part  of  the  concrete  forming  a  foundation  for  the  pavement 
if  the  street.  It  is  provided  with  6-in  earthenware  pipes,  running  beyond  the  curb 
ine  at  frequent  intervals,  in  which  the  gas  and  water  service  pipes  are  placed.  The 
tost  of  the  work,  including  lateral  connections  and  electric  light,  is  said  to  have  been 
ess  than  $12  per  lin  ft,  but  the  work  was  done  in  connection  with  the  entire  recon- 
truetion  of  the  street.  The  Engineer  stated  in  a  personal  interview  that  so  far  as 
le  knew  not  a  paving  stone  in  the  roadway  of  the  streets  occupied  by  the  subway  had 
Men  disturbed  since  its  construction  11  years  before.  He  regarded  it  as  a  success, 
lut  as  expensive,  and  stated  that  there  was  no  present  likelihood  of  the  construction 
rf  any  more  subways  unless  it  might  be  under  similar  circumstances  and  in  connection 
frith  the  building  of  a  new  or  the  widening  of  an  existing  street. 

Glasgow.  This  dty  has  a  subway  846  ft  long,  6H  ft  wide  and  7  ft  high,  con- 
tracted in  1906.  Seventy-three  cross-connections,  consisting  of  12-In  fire-clay  pipe, 
were  laid  from  the  subway  to  the  curb  line,  and  the  cost  complete,  including  the  con- 
nections for  the  service  pipes  and  electric  lighting,  was  somewhat  less  than  $18  a  ft. 
This  subway  was  not  built  in  connection  with  street  reconstruction,  which  probably 
recounts  for  its  increased  cost  over  the  subway  of  practically  the  same  size  at  St. 
Helens. 

Milan.  This  dty  has  one  street,  the  Via  Dante,  where  subways  have  been  con- 
structed on  each  side  6  ft  high  by  4  or  6  ft  wide.  These  subways  are  laid  adjacent  to 
the  foundation  walls.  Lewis  states  that  when  he  visited  the  dty  in  1910  one  side 
of  the  street  was  open  for  a  considerable  portion  of  the  length  occupied  by  the  subway 
for  the  purpose  of  laying  a  new  gas  main,  but  he  was  unable  to  ascertain  whether 
this  was  on  account  of  the  lack  of  room  in  the  subway  or  doubt  as  to  the  safety  of 
placing  a  gas  main  therein. 

These  are  all  of  the  European  cities  that  have  specially  constructed  pipe  subways, 
and  the  total  length,  exclusive  of  Milan,  which  is  not  given,  is  practically  10  miles. 
They  have  required  more  than  60  years  for  their  construction,  and  they  have  been 
constructed,  with  the  exception  of  Glasgow,  only  in  connection  with  the  laying  out 
of  new  streets  or  the  reconstructing  of  old. 

Physical  and  Financial  Problems.  In  considering  the  general  subject  of 
placing  all  underground  conduits  in  subways  it  must  be  remembered  that 
there  are  two  problems  to  be  studied,  physical  and  financial.  In  all  of  our 
large  cities  underground  structures  have  already  been  laid,  and  the  problem 
of  dealing  with  them  is  very  different  from  what  it  would  be  were  one 
about  to  plan  a  new  city;  and  even  then  the  experiences  in  New  York, 
in  attempting  to  combine  them  all  in  one  subway,  would  indicate  that 
the  problem  is  not  a  simple  one.  The  different  corporations  are  jealous 
of  their  own  interests,  and  it  is  extremely  difficult  to  harmonize  them  so 
that  they  can  be  treated  as  a  whole.  If  all  underground  construction 
work  were  owned  by  the  city,  then  the  problem  would  be  simply  a  question 
of  finance,  as,  if  it  were  deemed  advisable,  the  different  departments  could 
be  directed  to  lay  their  pipes  as  the  authorities  deemed  best.  It  seems  ex- 
tremely improbable  that  it  will  be  possible  to  arrange  in  a  practical  way  for 
the  grouping  of  all  subsurface  work  in  one  or  more  subways  in  the  same 
street.  Admitting,  then,  this  to  be  so,  the  question  is  to  handle  the  making 
of  repairs  and  the  work  of  new  construction  in  such  a  way  as  to  inconve- 
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nience  the  public  and  damage  the  pavements  as  little  as  possible.  That 
can  be  done  by  requiring  that  all  subsurface  work  shall  be  carried  out  k 
accordance  with  certain  rules  and  regulations.  It  should  be  understood  thst 
the  streets  are  for  the  use  of  the  public  and  that  if  it  is  necessary  for  any 
corporation  to  obstruct  them  such  corporation  should  be  willing  to  bar 
considerable  expense  and  inconvenience  so  as  to  protect  the  public  Ruls 
can  be  made  that  a  pavement  shall  not  be  opened  for  a  certain  length  d 
time  after  it  has  been  laid,  but  when  leaks  occur  in  sewer,  gas  or  water 
mains  they  must  be  repaired  or  the  pavements  will  be  damaged  more  thsa 
if  left  alone. 

8.    Prevention  and  Restoration  of  Pavement  Openings 

Admitting  that  pavements  must  be  opened  frequently,  the  problem  ■ 
to  reduce  the  number  of  openings  to  a  minimum  and  so  safeguard  thai 
that  there  will  be  as  little  obstruction  to  traffic  as  possible.  Precaution 
relative  to  the  prevention  and  restoration  of  openings  are  absohitafr 
necessary  in  the  built-up  sections  of  cities  where  mains  of  various  kin* 
have  been  laid  and  no  records  kept  of  their  location,  but  in  the  growoi 
sections  of  a  city  there  is  no  necessity  of  new  construction  being  placed 
between  the  curbs.  The  city  owns  the  street  from  property  line  to  propert? 
line,  and  the  sidewalk  area  can  be  utilised  to  a  great  extent  for  many  sob- 
surface  conduits.  It  is  particularly  desirable,  even  in  the  suburban  d» 
tricts,  to  have  the  streets  free  from  poles  and  the  wires  placed  under- 
ground,  but  when  this  means  that  an  opening  shall  be  made  in  the  street 
for  every  house  connection  and  for  necessary  repairs,  the  gain  is  attended 
with  considerable  loss.  It  would  seem  that  it  would  be  perfectly  feaabk 
for  the  different  subsurface  companies)  to  construct  service  mains  in  tkt 
sidewalk  space,  connecting  at  the  end  of  the  block  with  their  mains,  ao 
that  house  connections  could  be  made  without  interfering  at  all  with  tkf 
roadway  surface.  In  Brussels  electric  lines  are  run  to  tall  poles  and  frost 
there  to  the  different  buildings,  so  that  street  openings  are  not  often  necessary. 
One  sewer  connection  could  be  made  to  a  main  in  the  center  of  a  block 
and  then  the  different  houses  could  be  connected  with  this  sub-main.  If 
objection  were  made  to  the  fact  that  these  different  connections  are  msis- 
tained  by  the  property  owners,  it  could  be  said  that  their  maintenance 
might  be  taken  over  by  the  city  at  less  expense  than  the  cost  of  the  extra 
repair  to  the  pavements  due  to  openings  for  the  connections.  In  bob* 
cases  in  the  outlying  districts  at  the  present  time  the  telephone  wires  an , 
erected  on  poles  placed  in  the  rear  lots  on  the  property  line  and  from  then 
connected  with  the  different  houses.  It  would  seem  to  be  entirely  prac- 
ticable, if  the  matter  were  taken  up  by  the  city  authorities  and  the  different 
utility  companies  in  the  outlying  districts,  to  construct  their  systems  so  tfart 
openings  in  the  pavements  could  be  reduced  very  much  below  what  they  are 
at  the  present  time.  Objection  might  be  made  by  the  companies  that  layisf 
the  pipes  under  the  sidewalks  would  require  two  lines,  but  in  each  cam 
they  would  be  smaller  and  the  expense  of  opening  the  street  done  away 
with,  so  that  it  is  questionable  if  the  ultimate  expense  would  be  any  greats. 

In  Cincinnati,  Ohio,  an  ordinance  prohibits  the  tearing  up  of  new  street* 
within  3  years  after  the  time  of  their  construction,  macadam  roadwayi 
being  excepted.  The  ordinance  provides  for  90  days'  notice  of  contem- 
plated street  const  ruction  to  property  owners  and  to  public  service  cos> 
miqgions  and  also  to  the  director  of  public  service,  who  is  required  to  compel 
ving  of  sewer  and  water  pipes  before  streets  are  constructed.     Faihiif 
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if  the  property  owners  to  get  notice  of  the  proposed  improvements  or 
ailure  to  put  in  the  underground  accessories  in  advance  will  not  be  ac- 
epted  as  an  excuse  for  permitting  them  to  tear  up  the  streets  after  they 
lave  been  built.  The  ordinance  applies  to  all  streets  to  be  improved  after 
to  passage  which  are  not  already  under  construction.  The  measure  alse 
provides  that  if  property  owners  do  not  have  service  connections  laid 
rom  the  sewer  and  water  mains  to  the  curb  the  city  will  have  this  done  and 
oilect  the  cost  from  the  property  owners  in  the  same  way  that  sidewalk 
assessments  are  collected. 

New  York  City.  Probably  no  other  city  in  the  world  has  a  greater  maze 
if  substructures  in  its  streets  than  the* City  of  New  York.  These  sub- 
tructures  consist  of  sewers;  water  mains;  gas  mains;  elevated  column 
oundations;  conduits,  conveying  electric  current  for  light  and  power; 
elephone  conduits;  conduits  conveying  electric  power  for  the  operation 
if  the  various  surface  railroads;  mail  tubes  thru  which  mail  is  distributed 
>y  compressed  air  to  the  various  railroad  terminals  and  the  substations  of 
he  general  post-office;  police  and  fire  alarm  conduits;  conduits  conveying 
he  inshore  ends  of  the  transatlantic  cable  lines;  steam  pipes  of  the  New 
fork  Steam  Co.,  conveying  tfteam  for  heat  and  power;  refrigeration  pipes; 
ripe  lines  of  the  oil  companies;  vaults  under  the  sidewalks;  private  tunnels, 
onnecting  properties  on  opposite  sides  of  the  streets,  conveying  light, 
teat  and  power,  etc.  Substructures  of  this  character  have  been  accumulat- 
or for  years  in  the  principal  thorofares  in  this  city,  and,  unfortunately, 
ittle  is  known  relative  to  their  location  or  size.  In  consequence,  it  has 
>ecome  a  fixed  practice,  preliminary  to  the  installation  of  new  structures, 
o  resort  to  pavement  mutilation  by  digging  test  pits  in  order  to  determine 
k  feasible  location.  These  test  pits  are  dug  at  intervals  of  about  100  ft, 
ind  frequently  pavements  on  several  thorofares  are  mutilated  in  this 
oanner  before  a  satisfactory  route  is  determined.  This  mode  of  procedure 
s  at  best  only  a  makeshift  as  long  as  the  intervening  space  remains  a 
nystery.  When  the  work  is  in  progress  and  this  space  is  uncovered  it  is 
iot  unusual  to  find  unlooked-for  structures  of  such  importance  that  to 
ivoid  them  special  construction  must  be  resorted  to.  This  practice  delays 
he  work,  keeps  the  thorofare  obstructed  for  a  greater  length  of  time, 
esults  in  additional  pavement  mutilation  and  increases  the  cost.  The 
aost  important  subsurface  work  ever  carried  on  in  this  city  was  the  con- 
traction of  the  elaborate  system  of  passenger-carrying  subways,  which 
a  many  instances  occupy  the  entire  width  of  the  streets.  Provision  had 
o  be  made  for  practically  all  substructures  encountered;  in  consequence, 
b  was  necessary  to  prepare  subsurface  record  maps  in  advance  of  the  work. 
[*hese  subsurface  records  were  used  in  connection  with  the  actual  designing 
rf  the  structures  and  were  made  a  part  of  the  contract  drawings,  giving 
he  prospective  contractor  much  valuable  information  as  to  the  type  and 
haracter  of  the  substructures  to  be  cared  for  during  construction.  This, 
without  doubt,  resulted  in  a  material  saving  in  the  cost  of  the  work.  In 
Jew  York  City  the  Board  of  Estimate  and  Apportionment  will  not  authorize 
he  paving  of  any  street  unless  water  and  gas  mains  and  sewers  have  been 
constructed.  In  the  Borough  of  Brooklyn,  the  Sewer  Bureau  includes  in 
IB  work  for  the  sewer  proper  the  laying  of  house  connections  within  the 
urb  line  in  front  of  each  lot. 

Borough  of  Manhattan.  The  following  rules  have  been  adopted  to  be 
bserved  by  parties  making  openings  in  the  pavements,  it  being  recognized 
hat  when  openings  are  made  they  must  be  repaired  as  soon  as  possible. 
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"The  Applicant  Agrees  to  comply  with  all  the  rulea  and  regulations  printed  apsi 
the  back  of  or  referred  to  in  this  application,  as  well  aa  all  other  laws  and 
relating  to  such  work;   and  the  acceptance  of  the  permit  shall  be  deemed  an 
ment  to  abide  by  all  of  its  terms  and  conditions  as  herein  set  forth. 

"  Deposit.  A  public  service  corporation  may  make  a  cash  deposit  or  give  a  bead 
and  make  an  additional  smaller  cash  deposit  in  advance,  an  amount  which  in  tat 
opinion  of  the  Commissioner  of  Public  Works  shall  at  all  times  be  sufficient  to 
all  expenses  to  the  city  as  above  set  forth;  provided,  however,  that  the 
of  Public  Works  may  discontinue  such  arrangement  at  any  time  and  require  a 
charge  for  such  opening.  The  City  of  New  York  shall  not  be  liable  for  any  h 
on  deposits  made  as  provided  in  any  part  of  this  permit. 

"  Yardage  Rate.  The  charge  shall  be  based  upon  an  arbitrary  rate  per  square  ysri. 
Should  a  settlement  occur  in  the  restored  area  or  other  defect  develop  therein  wftam 
6  months  from  the  date  of  restoration,  which  in  the  opinion  of  the  Chief 
in  charge,  after  proper  notification  of  and  conference  with  the  permittee, 
to  improper  workmanship  below  the  pavement  itself,  the  Borough 
behalf  of  the  City  of  New  York,  will  again  replace  the  restored  pavement,  the 
such  restoration  to  be  charged  against  the  permittee. 

"  Time  Limit.  In  ease  the  work  has  not  been  completed  before  the  day  of 
tion  as  shown  in  the  permit,  the  Borough  President  may,  if  he  deems  necessary,  tab) 
steps  to  backfill  the  trench  and  replace  a  permanent  pavement  over  the  opansf, 
for  which  the  permit  has  been  issued;  and  if  an  extension  of  time  beyond  said  dates 
needed  for  the  completion  of  the  work*  a  new  application  must  be  filed. 

"  Subsurface  Plans.  Upon  the  completion  of  the  work  the  permittee  shall  fursM 
to  the  Commissioner  of  Public  Works  plans  of  such  character  as  he  may  direct, 
ing  accurately  and  distinctly  the  location,  size  and  type  of  construction  and 
dimensions  of  the  structure  installed.  The  depth  below  the  street  surface  of  tat 
new  structures  must  be  shown;  also  their  location  with  reference  to  the 
line  and  curb  intersection.  No  refunds  will  be  allowed  by  the  C< 
such  plans  have  been  submitted. 

"  Excavation.  The  work  shall  be  so  conducted  that  the  water  mains 
connections,  the  sewers  or  house  connections,  shall  not  be  interfered  with.  AH  root 
within  5  ft  of  a  water  main  shall  be  removed  without  blasting.  No  excavation  ssal 
be  made  within  4  ft  of  the  trunk  of  any  tree  without  the  approval  of  the  Park  Con- 
missioner. 

"  Backfilling.  The  applicant  further  agrees  to  replace,  as  far  as  passable,  si 
material  excavated,  making  use  of  flushing,  tamping  or  other  means  to  aecompack 
this,  end,  and  supplying  any  deficiency;  and  that  in  case  the  inspector  shall  ess* 
the  material  unsatisfactory  for  backfill,  and  this  decision  shall  be  concurred  in  by 
the  Chief  Engineer  of  the  Bureau  of  Highways  or  duly  authorized  assistant,  then  tat 
applicant  shall  backfill  the  trench  with  sand,  hard-coal  cinders  or  other  proper  material 
removing  all  excess  of  original  material  from  the  premises.  If  tamping  alone  s 
employed,  the  material  shall  be  replaced  in  layers  not  to  exceed  8  in  in  ttiMmwt, 
each  layer  being  tamped  so  as  to  be  as  thin  as  possible. 

"  Planking.    Upon  completion  of  the  backfill,  the  applicant  further  agrees  to  by ; 
in  the  cut  in  the  pavement  temporary  planks  of  suitable  thickness  and  quality,  si 
securely  fastened  together,  or,  if  permitted  in  writing,  other  material  satisfactory  9 
the  Commissioner  of  Public  Works,  such  ss  hard-coal  cinders  wetted  and  hearty  ; 
tamped,  all  properly  supported  so  as  to  bring  its  top  flush  with  the  pavement  surface. 

"  Final  Restoration.  At  the  time  of  making  the  repair  the  concrete  base  shall  bt 
removed  for  a  space  at  least  6  in  larger  on  all  sides  than  the  dimensions  of  the  tress) 
excavated,  all  old  concrete  work  to  be  properly  grouted,  and  fresh  concrete  laid  m 
as  to  secure  a  good  bond  with  the  old  concrete  and  a  firm  foundation  on  the  nrnouchsl 
sides  of  the  trench.  The  portion  of  the  pavement  which  rests  upon  the  new  toe* 
dation  shall  be  replaced  by  the  city  over  an  area  6  in  larger  on  all  sides  than  the  ss* 
of  the  new  concrete  above  described;  all  of  such  work  being  done  In  order  to  seas* 
a  proper  bond  and  to  prevent  improper  settlement. 

"  Notice  to  Bureau  of  Highways.    The  Bureau  of  Highways  shall  be  notified  4 

working  hr  before  the  time  when  the  opening  of  the  pavement  is  to  be  made,  so  fast 

~"*tor  of  the  Bureau  may  be  present,  and  until  such  proper  notification  aa 

*  no  opening  in  the  pavement  shall  be  undertaken  unless  special 
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i  writing,  is  given  by  the  Borough  President  to  make  such  without  the  presence  of 
a  inspector.  The  Bureau  of  Highways  shall  also  be  notified  4  hr  before  completion 
i  backfill  so  that  proper  orders  may  be  issued  for  permanent  pavement  replacement. 
f,  after  proper  notice  has  been  given  the  Bureau  of  Highways  and  acknowledged  by 
t»  an  inspector  has  not  visited  the  work,  the  permittee  may  proceed  therewith." 

The  Borough  of  Brooklyn  is  one  of  the  largest  boroughs  in  the  Greater 
Sity  of  New  York,  with  an  area  of  77  square  miles,  a  population  rapidly 
ipproaching  the  2  000  000  mark,  a  highway  system  of  practically  1200 
uiles  and  900  miles  of  sewers.  Municipal  authorities  for  years  have 
ecognised  the  necessity  of  a  more  systematic  control  of  subsurface  con- 
iitions,  and  during  the  latter  part  of  the  year  1006  a  moderate  appropria- 
ion  was  obtained  by  the  President  of  the  Borough  of  Brooklyn,  to  be 
used  in  establishing  a  Division  of  Substructures,  to  be  attached  to  his 
tffice. 

Work  of  the  Division  of  Substructures.  The  work  was  put  in  charge  of  a  com- 
(Stent  engineer,  with  the  following  objects  in  view: 

1.  Accumulating  all  information  obtainable  as  to  the  size,  location  and  character 
C  structures  under  the  streets  and  avenues  of  the  Borough,  and  recording  the  same 
n  durable  maps. 

2.  Assigning  definite  locations  for  new  substructures. 
8.  Reducing  pavement  mutilation  to  a  minimum. 

4.  Conserving  as  far  as  possible  for  future  utilization  subsurface  spaces  which  are 
apidly  becoming  one  of  the  city's  most  valuable  assets,  and  from  which  substantial 
avenues  will  be  derived  thru  future  franchise  grants. 

5.  Furnishing  to  applicants  seeking  subsurface  space  for  tunnels,  pipe  lines,  etc, 
nformation  as  to  the  location  and  size  of  existing  substructures.  Such  information 
i  required  by  the  Board  of  Estimate  and  Apportionment  when  applications  are  filed 
or  franchises. 

6.  'Furnishing  other  city  departments  with  information  to  be  used  in  connection 
rith  the  location  and  construction  of  subways,  sewers,  water  mains,  etc 

Details  of  Record  Maps.  Preliminary  to  preparing  the  subsurface  record  maps 
b  was  decided  to  adopt  a  system  whereby  the  maps  could  be  prepared  in  any  section 
f  the  Borough  without  consequent  confusion  and  duplication.  The  large  area  to 
«  covered  was  divided  into  twenty  sections  and  each  section  treated  separately. 
The  sections  are  numbered  1  to  20.  Record  maps  are  plotted  on  a  durable  cloth- 
nounted  paper  in  sheet  form,  82  in  wide  and  42  in  long,  to  a  scale  of  20  ft  to  the  in. 
!*heee  dimensions  provide  amply  for  a  city  block  length  of  800  ft  and  are  the  maximum 
ize  sheet  that  can  be  readily  handled.  The  next  step  was  a  systematic  arrangement 
f  record  maps  so  as  to  cover  economically  a  section  or  part  of  a  section.  In  other 
rords,  the  preparation  of  a  record  map  layout.  This  was  accomplished  by  using 
smplets  of  tracing  cloth  and  applying  them  to  a  large-scale  city  map.  The  city 
,tlas  drawn  to  a  scale  of  100  ft  to  the  in  was  used.  Tracing-cloth  templets  cut  to 
,  scale  of  100  ft  to  the  in  correspond  in  size  to  the  record  maps  which  are  plotted  to 
,  scale  of  20  ft  to  the  in.  Consequently,  the  area  covered  by  a  templet  on  the  city 
tap  is  the  same  as  the  area  covered  by  a  record  map  on*  the  ground.  With  care  and 
lgenuity  excellent  results  are  obtained  and  a  record  map  layout  is  prepared,  using 
be  Twinmimn  number  of  maps  to  cover  a  given  area.  The  outline  of  the  streets  in 
he  area  to  be  covered  by  the  record  maps  is  inked  in  on  the  templets  and  they  are 
aid  aside  for  future  use,  which  shall  be  described  later.  With  this  method  it  is  pos- 
[ble  to  make  subsurface  investigations,  prepare  record  maps  in  any  locality,  and 
btain  a  systematic  record  of  such  operations.  The  record  maps  are  numbered  con- 
Bcutively  in  accordance  with  the  section  in  which  they  are  located,  that  is,  a  record 
amp  numbered  1-25  would  mean  that  it  is  a  record  of  subsurface  investigations  taken 
ft  section  No.  1,  over  an  area  covered  by  record  map  No.  25.  This  system  of  section 
nd  record  map  numbering  permits  of  a  comprehensive  filing  system,  as  all  information 
i  filed  in  accordance  with  its  section  number  and  record  map  number.  In  sections  of 
he  Borough  where  the  street  system  is  extremely  irregular  and  made  up  of  two  or 
hree  rectangular  systems  cut  thru  by  an  important  diagonal  thorof  are,  a  record  map 
tyout  is  determined,  covering  the  important  thorofare.    The  problem  presented  in 
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making  this  layout  is  to  cover  by  not  more  than  one  record  map  complicated 
intersections,  thereby  avoiding  splitting 'up  these  intersections,  which  would 
sitate  plotting  part  on  one  record  map  and  part  on  another.  With  a  determination  *J 
a  systematic  layout  covering  this  thorofare,  a  layout  is  next  determined  for  the  si- 
joining  rectangular  systems,  which  usually  presents  but  few  difficulties. 

Surveys  and  Investigations.    Upon  the  completion  of  a  record  map  layout, 
and  investigations  are  made  on  the  ground.    The  surveys  are  made  from  the 
base  lines  and  include  the  location  of  curb  lines,  building  lines,  car  tracks,  hydrss&v 
manhole  covers,  corner  basins,  gas  drips,  elevated  railway  columns,  poles  sad,  a 
fact,  any  object  on  the  surface  that  will  serve  as  a  guide  m  determining  the  size  sal 
location  of  the  underlying  structure.    These  locations  are  obtained  by  i  isjit  sial 
offsets  from  the  base  lines.    The  stationing  of  the  offset  points  on  the  base  tine  a 
determined  by  the  use  of  an  optical  square.    This  small  instrument  has 
be  a  great  time-saver.    Upon  the  completion  of  the  survey  within  the 
by  the  record  map  or  maps  to  be  prepared,  investigations  are  made  of  all  —it^Vi1— ' 
The  usual  procedure  is  to  investigate  sewer  manholes  and  appurtenances  first.    Usafi 
a  specially  designed  sewer  rod,  the  depth  and  size  of  the  sewer  is  determined  freaj 
the  street  surface  and  the  type  of  construction  and  condition  noted.    The  caosfl 
basins  are  surveyed  in  a  similar  manner.    It  is  often  necessary  to  flush  corner  baasH 
from  the  near-by  hydrants  to  determine,  particularly  at  street  intersections,  asfti 
which  sewer  they  empty  and  obtain  an  approximate  location  of  the  connection.    TJe>< 
fortunately,  the  records  of  sewers  constructed  in  the  older  section  of  Brooklyn  yes* 
ago  are  in  some  instances  missing  and  in  other  instances  so  incomplete  as  to  be  of  a 
practical  use.     The  manholes  of  other  structures  are  taken  up  in  turn,  the  iron  corn 
removed,  and  full  measurements  taken,  showing  the  location  and  size  of  the 
line  or  pipe  line  entering  and  leaving  the  manhole.    In  the  case  of  the  large 
or  junction  boxes  of  the  electric  companies  a  special  extension  rod  is  used  for  takaf 
the  various  measurements.    By  use  of  this  rod  it  is  possible  to  obtain  practically  at, 
the  measurements  from  one  position  in  the  center  of  the  manhole.    These  invest, 
gations  afford  a  fund  of  accurate  information  as  to  the  size,  depth  below  the  smfsca* 
and  location  of  substructures  at  frequent  intervals  in  the  thorofare  under  inv«a£>; 
gation.    The  direction  taken  by  pipes,  conduits,  etc,  between  manholes  is  often  d»> 
closed  by  the  outline  of  a  strip  of  pavement  relaid  after  the  installation  of  a  nt* 
structure  or  repairs  to  an  existing  structure.    Locating  these  traces  of  pavement  csa 
is  part  of  the  work  of  the  survey  party.     All  irregularities,  such  as  broken  manhaii 
covers,  clogged  sewers  or  corner  basins,  broken  hydrants,  gas-laden  junction  bom 
etc,  are  noted  and  brought  promptly  to  the  attention  of  the  city  department  e? 
public  service  corporation  responsible.    While  these  surveys  are  under  way  a  rep- 
resentative is  sent  to  the  offices  of  the  different  public  service  corporations  sat 
city  departments  for  all  information  obtainable  relative  to  substructures  inamtatosf 
by  them  in  the  city  thorofares.    This  information  includes  test-pit  records,  genozj 
location  of  structures,  standards  of  construction  and  plans  of  special  work  »— »•»■** 
over  the  area  under  consideration.    The  record  maps  are  then  plotted.    The  masf 
are  laid  out  in  strict  accordance  with  the  outline  of  the  area  to  be  covered  as  shosfl 
on  the  templets  previously  referred  to.     The  survey  notes  are  accurately  pfattsl 
and  checked,  including  all  information  from  the  offices  of  the  public  service  corpof* 
tions  and  city  departments.    'The  plotting  of  these  maps  is  the  most  important  pert 
of  the  work,  as  it  involves  so  much  troublesome  detail.    All  surface  locations,  sasl 
as  building  and  curb  lines,  trolley  tracks,  manhole  covers,  etc,  are  shown  in  HabV 
while  the  various  substructures  are  shown  in  distinctive  colors:  electric  light  saf 
power  conduits  are  shown  in  red,  gas  pipes  in  green,  water  pipes  m  blue,  tetensosi 
conduits  in  brown,  etc.     In  consequence,  it  is  not  a  difficult  matter  to  trace  out  a  nsV 
of  any  particular  pipe  or  conduit  line.     Water  colors  are  used  for  the  reason  that  its 
necessary  from  time  to  time  to  make  corrections  to  conform  with  changes  "" 

taking  place,  and  erasures  can  be  made  with  but  slight  injury  to  the  paper. 

All  Applications  for  Permits  to  make  new  installations  and  repairs  to  «t«»wh 
tures  are  referred  to  the  Division  of  Substructures  for  criticism,  prior  to  the 
of  Dermits.     In  this  way  the  engineer  in  charge  is  kept  in  dose  touch  with  such 

*vement  mutilation  and  interference  with   existing  structures  is  materislf 
During  the  progress  of  the  work  measurements  are  taken  an  the  gross**  j 
*>  the  location  of  the  new  structures,  and  all  structures  encountered.  *"*1 
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mnation  is  filed  in  accordance  with  the  number  of  the  section  and  number  of  the 
srd  map  covering  the  area  in  which  the  work  is  located.  If  a  record  map  has 
n  prepared  covering  the  area,  the  information  is  plotted  by  a  draftsman  assigned 
the  special  work  of  correcting  record  maps,  thereby  keeping  them  up  to  date, 
^cations  and  Drawings  for  New  Installations.  While  definite  locations  are 
latently  furnished  for  new  installations,  much  work  has  been  done  in  connection 
h  the  preparation  of  subsurface  drawings  in  advance  of  public  work  of  importance, 
b  as  the  construction  of  passenger-carrying  subways,  trunk  sewers  and  the  in- 
lation  of  large  water  mains.  The  subsurface  information  accumulated  is  used 
preparing  the  construction  plans  and  is  also  made  part  of  the  contract  drawings, 
ibably  the  most  extensive  investigations  were  made  in  advance  of  the  installation 
ihe  large  water  distribution  mains,  a  part  of  what  is  known  as  the  Catskill  Water 
iply  System. 

falne  of  Division.  While  it  is  a  difficult  matter  to  calculate  dollar  by  dollar  the 
tag  involved  by  this  systematic  procedure,  it  is  conservatively  estimated  that  the 
big  is  at  least  equivalent  to  the  entire  cost  of  the  Division  of  Substructures  to  date. 
wDent  progress  has  been  made.  In  the  files  of  the  department  there  has  been 
umulated  a  mass  of  information  relative  to  other  sections  of  the  Borough,  such 
leneral  locations  of  pipes  and  conduit  lines,  private  tunnels,  test-pit  records  and 
■traction  drawings.  This  information  will  be  used  when  the  final  surveys  of  these 
Bona  are  taken  up.  Similar  departments  have  been  established  in  the  other  bor- 
;hs  of  the  Greater  City,  using  the  Brooklyn  methods  as  a  basis  of  operation. 

Philadelphia.  Undoubtedly,  however,  the  most  elaborate  and  effective 
pa  in  the  direction  of  pavement  protection  have  been  taken  by  the 
,y  of  Philadelphia. 

toard  of  Highway  Supervisors.  In  1884  there  was  organized  in  that  city  what 
mown  as  the  Board  of  Highway  Supervisors  under  an  ordinance  passed  in  March 
that  year  "for  the  purpose  of  preventing  frequent  and  unnecessary  openings  in 
«ts  and  street  pavements;  to  promote  system  and  economy  in  repaving  over 
ales  made  for  underground  work."  The  Board  is  composed  of  the  Director  of 
>lic  Works,  the  Chief  of  the  Bureau  of  Highways,  the  Chief  Engineer  of  Surveys, 

Chief  of  the  Bureau  of  Water,  the  Chief  of  the  Electrical  Bureau  and  the  Chief 
the  Bureau  of  City  Property.  The  Board  is  vested  with  full  power,  not  only  to 
nt  original  locations  to  companies  authorized  by  law  to  lay  pipes  and  conduits,  but 
>  to  direct  their  removal  and  relocation  whenever  the  public  good  may  demand  it. 
Uscords  and  Plans.  For  the  purpose  of  enabling  the  Board  to  act  intelligently 
applications,  a  recording  and  drafting  department  is  maintained  where  all  under- 
und  structures  are  plotted  and  their  sizes,  depths,  distance  from  the  curb  or  build- 
lines  shown  upon  plans  of  uniform  size  drawn  to  a  scale  of  20  ft  to  the  in.  Each 
icture  is  colored  with  a  conventional  tint  so  that  it  may  be  followed  on  the  plans. 
I  ever-increasing  demand  for  space  under  the  street  surface  makes  it  necessary 
t  the  available  cross-section  be  utilized  to  the  best  possible  advantage.  This,  in 
leasure,  is  accomplished  by  grouping  the  structures  as  closely  together  as  possible. 
iy  are  required  to  be  laid  in  locations  parallel  with  the  street  line  and  any  con- 
lation  of  existing  work  must  be  laid  in  the  line  of  the  original  substructure.  These 
Bostons  are  borne  in  mind  when  locations  are  given  for  new  structures.  The  ac- 
aey  of  the  records  in  the  drafting  room  of  the  Board  of  Highway  Supervisors  is  so 
be  depended  upon  that  when  sewers,  water  pipes  or  other  underground  structures 

to  be  laid  in  the  streets  their  location  can  be  determined  with  sufficient  exact- 
•  to  admit  of  the  perfection  of  the  plans  for  the  work  without  the  necessity  of 
king  advance  excavation.  All  applicants  for  permits  to  locate  pipes,  conduits  and 
er  subsurface  structures  are  required  to  obtain  plans  from  the  Department  records, 
wing  by  cross  sections  all  existing  structures  in  the  street.  These  plans  are  used 
the  Board  in  considering  the  applications  and  In  fixing  the  locations.  By  this 
uu  an  intelligent  supervision  is  constantly  kept  of  every  class  of  construction  placed 
tar  the  surface  of  the  streets,  and  the  city,  by  reserving  space  which  may  be  re- 
red  in  the  future,  obtains  a  maximum  degree  of  utilization  of  the  width  of  the 
«t  available  for  uses  of  this  kind. 

Jbabobs  for  Plans.    A  charge  per  lin  ft  is  made  by  the  city  to  parties  obtaining 
as  and  information  and  the  cash  receipts  are  considerably  more  than  sufficient 
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to  maintain  the  force  in  the  drafting  room  and  the  field  inspector*,  who  are  salt 
see  that  the  locations  granted  are  followed  and  to  make  systematical  mnamirimBl 
and  daily  reports  covering  structures  of  every  character  met  with  in  the  exeawsta 
From  these  returns  the  plans  are  constantly  being  checked,  and,  where  uauamq 
corrected.  In  addition,  upon  the  completion  of  the  laying  of  any  underground  ssri 
either  the  Bureau  of  the  city  or  the  private  corporation  having  charge  of  ssa»  i 
required  to  return  to  the  Board  of  Highway  Supervisors  a  complete  plan  ghnsf  tft 
exact  location  occupied  and  the  sices  and  positions  of  every  kind  of  eonstructiaa  ■ 
with  during  the  progress  of  the  work.  This  gives  a  complete  and  valuable  record  & 
future  reference.  The  charge  for  the  information  is  as  follows:  For  funnahfaf  as 
indicating  all  underground  structures  5  cents  per  lin  ft  for  any -continuous  tag!*! 
the  one  street  up  to  2500  ft,  5  blocks,  and  8  cents  for  each  additional  foot.  Was 
locations  are  given  on  unpaved  and  macadamised  highways  a  straight  charge  of  lei 
per  lin  ft  is  made  on  account  of  the  fact  that  these  highways  are  generally  kxatsdi 
the  suburban  sections  and  contain  but  few  underground  structures.  Upon  the  eas 
pletion  of  the  work,  the  Bureau  sends  an  official  to  make  a  survey  and  record  tbeesj 
location  in  which  the  structure  is  placed,  and  for  this  a  charge  of  2  cents  per  Esi 
is  made  on  every  class  of  street,  but  in  no  ease  is  this  charge  less  than  $5.  IK 
is,  if  a  telephone  company  applies  to  the  Board  of  Highway  Supervisors  for  a  pH 
showing  the  underground  structures  in  a  street,  covering  a  length  of  1000  ft,  is; 
would  be  charged  at  the  rate  of  5  cents  per  lin  ft,  or  $60  for  the  plan,  and  upoai 
completion  of  the  work  the  Bureau  makes  a  complete  survey  of  the  location  of  i 
structure  and  all  manholes,  spurs,  etc,  for  which  the  company  is  charged  ss  ■ 
ditional  2  cents  per  lin  ft,  or  $20,  so  that  the  total  cost  to  the  company  for  the  start 
of  1000  ft  amounts  to  $70;  on  the  other  hand,  for  a  length  of  5000  ft,  the  charge! 
the  plan  would  be  at  the  rate  of  5  cents  per  lin  ft  for  the  first  2500  ft,  or  $125,  S 
at  the  rate  of  3  cents  per  lin  ft  for  the  remaining  2500  ft,  or  $75,  making  the  tal 
plan  charge  $200,  while  the  charge  for  the  survey  would  be  at  the  rate  of  2  cents  f 
lin  ft  for  the  entire  distance,  or  $100,  so  that  the  total  cost  to  the  company  for  i 
stretch  of  5000  ft  would  amount  to  $300. 

Present  Status  of  the  Board.  The  Board  has  been  working  for  so  long  a  tints 
in  such  detail  that  it  has  practically  all  of  the  subsurface  construction  in  Ptiilsriripl 
accurately  plotted,  so  that  it  can  readily  assign  to  any  applicant  the  best  locatisfift 
any  new  work.  In  this  way  the  space  in  the  streets  is  most  economically  avail 
by  this  system  nothing  is  done  in  haphazard  way,  but  all  structures  are  locate!* 
cording  to  a  definite  plan.  The  fees  referred  to  at  the  present  time  create  s  *• 
sufficient  to  pay  all  the  expenses  of  the  Board,  so  that  it  is  self-sustaining.  Pfc3s* 
phia  is  honored  by  being  the  pioneer  in  this  work  as  well  as  for  the  results  that  sr 
been  accomplished. 

Rules  and  Regulations  of  the  Board  of  Highway  Supervisors  Governing  Asps" 
tions  for  the  Laying  of  Electrical  Conduits,  Tubes  and  Manholes,  adopted  Not.  I 
1906,  and  now  (1918)  in  use:  .    , 

Applications.  Companies,  corporations,  firms  or  individuals  applying  under  I 
general  ordinance  of  Aug.  5,  1886,  "regulating  the  laying  and  construction  of  usdj 
ground  wires,  electrical  conductors,  conduits,  cables  and  tubes  hi  the  City  of  rs 
adelphia,"  shall  file  with  the  Board  of  Highway  Supervisors:  ! 

1.  (a)  An  application,  in  writing,  giving  full  name  of  company,  corporation,  fcsj 
individual,  together  with  amount  of  capital,  business  address,  the  names  of  aSal 
and  directors  with  address;  (b)  the  purposes  for  which  they  wish  to  use  the  sost 
(c)  character  of  conduits,  manholes,  tubes,  etc. 

2.  At  least  two  copies  on  Linaura  of  plans,  showing  all  existing  underground  ** 
tures  and  complete  details  of  proposed  construction.' 

3.  Such  other  information  as  may  be  required  to  enable  the  Board  to  reach  a  * 
understanding  of  the  whole  subject. 

Agreements.  Before  any  street  surface  shall  be  broken,  or  a  permit  issued,  ess] 
ss  hereinafter  provided,  the  following  rules  and  regulations,  and  such  additions!  i* 
and  regulations  as  the  Board  of  Highway  Supervisors  may  from  time  to  time  at*? 
shall  be  binding  on  the  applicant  or  applicants: 

'-i  The  execution  of  bond,  etc,  to  comply  with  general  ordinance;    (b>  «* 
irith  the  ordinance  granting  special  privileges;    (c)  compliance  with  tstrw 
ard  of  Highway  Supervisors. 
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2.  A  certificate  from  the  City  Solicitor  that  the  necessary  bond  and  agreement 
have  been  filed. 

3.  A  certificate  from  the  City  Treasurer  that  the  requisite  payments  have  been 
Mde. 

r  4.  An  agreement  from  the  Contractor,  who  is  under  liability  for  the  maintenance 
If  any  street  desired  to  be  broken,  stating  that  the  guarantee  will  m  no  way  be  al- 
erted by  the  breaking  of  the  same. 

Special  Agreements.  After  the  approval  of  the  Board  of  Highway  Supervisors 
pd  the  issuance  of  the  permit,  the  terms  and  conditions  of  the  application  and  the 
icoompanying  plans  shall  not  thereafter  be  altered  or  departed  from  without  the 
jonaent  of  the  Board  previously  obtained;  except  that  in  cases  of  emergency,  the 
rhief  of  the  Electrical  Bureau  may  authorise  modifications  when  necessary,  reporting 
kis  action  to  the  Board  at  its  next  meeting. 

\  2.  Where  a  conduit  crosses  a  bridge,  a  plan  shall  be  submitted  to  the  Chief  of  the 
tareau  of  Highways,  and  no  conduit  laid  thereon  until  such  plan  is  approved. 

8.  On  undedicated  streets  the  consent  of  the  owner  or  owners  shall  be  first  obtained, 
ind  affidavits  to  that  effect  filed  with  the  Board  of  Highway  Supervisors. 
;  Notices.  Before  any  street  surface  shall  be  broken,  under  a  permit  as  above, 
kotiee  must  be  given,  in  writing,  by  the  receiver  of  the  permit,  to  the  Chief  of  the 
tareau  of  Highways  and  the  Chief  of  the  Electrical  Bureau,  of  the  time,  place  and 
(Stent  of  the  proposed  breaking;  and  where  a  conduit  is  located  on  the  sidewalk,  the 
District  Surveyor  shall  be  notified  of  the  location  and  the  date  of  commencing 
he  work. 

Construction.  1.  No  portion  of  any  new  structure,  when  in  place  in  the  street, 
scept  such  as  is  designed  to  form  a  part  of  the  street  pavement,  shall  be  less  than 
I  ft  below  the  surface  of  said  pavement,  except  with  the  written  approval  of  the  Chief 
rf  the  Bureau  of  Highways:  and  the  tops  of  iron  structures  forming  parts  of  the  street 
lavement  shall  have  a  roughened  surface  with  projections  rising  not  less  than  H  in, 
md  spaced  not  more  than  2^in  apart,  as  approved  by  the  Board  of  Highway  Super- 
visors. All  manhole  covers  upon  streets  paved  with  asphalt,  vitrified  brick  or  wooden 
docks  shall  be  filled  with  asphaltum  or  other  material  to  the  satisfaction  of  the 
department  of  Public  Works. 

2.  New  work  and  new  structures  shall  not  interfere  with  existing  pipes,  sewers, 
Nmduits,  or  other  structures,  or  their  connections,  except  where  absolutely  necessary, 
tnd  then  only  with  the  previous  consent,  in  writing,  of  the  Chief  of  the  Bureau  having 
jharge  of  such  structures.  Any  modification  of  existing  structures  found  to  be  neees- 
|sry  must  be  made  by  or  under  the  direction  of  the  Bureau  concerned  and  at  the 
Expense  of  the  party  having  the  permit.  All  necessary  supports  and  protections  to 
priating  structures  must  be  promptly  supplied  by,  or  at  the  expense  of,  the  party  having 

£b  permit,  and  to  the  satisfaction  of  the  Bureau  concerned.  The  said  party  shall  erect 
d  maintain  and  bear  the  expense  of  all  necessary  guards  and  danger  signals,  furnish 
ill  necessary  watchmen  to  protect  the  public  and  the  work  during  its  progress,  assum- 
Ug  all  liability  for  accident  or  damage  to  persons  or  property  that  shall  occur  in  the 
purse  of  or  by  reason  of  said  work,  and  agree  to  save  harmless  the  City,  its  officers, 
fcents  and  servants  in  all  such  cases. 

:  8.  When,  in  the  judgment  of  the  Board,  it  shall  be  deemed  desirable  to  employ 
me  or  more  special  inspectors  to  supervise  the  work,  such  inspector  or  inspectors 
ball  be  appointed  by  the  Director  of  the  Department  having  supervision  over  the 
sune,  and  a  sufficient  sum  deposited  by  the  party  receiving  the  permit,  with  the  Chief 
if  the  Bureau,  for  the  payment  of  such  service. 

Interference  with  Traffic.  1.  Openings  in  streets  shall  be  made  at  such  times 
ind  places,  and  be  supported  and  guarded  in  such  manner  as,  in  the  judgment  of 
lie  Chief  of  the  Bureau  of  Highways,  will  least  interfere  with  the  rights  and  convenience 
Iff  others,  and  interrupt  the  traffic  of  the  streets  no  more  than  is  absolutely  necessary. 

2.  Material  and  tools  for  construction  must  not  be  delivered  in  the  street  till  needed 
or  immediate  use,  and  then  must  be  so  placed  as  to  cause  the  least  interruption  to 
raffle  Not  more  than  500  ft  in  length  shall  be  obstructed  or  occupied  at  the  same 
Ime  without  special  authority  of  the  Board. 

Filling  of  Openings.  1.  All  openings  in  streets  must  be  promptly  filled  with 
■jtKable  material,  free  from  rubbish  and  perishable  matter,  and  thoroly  and  evenly 
lompacted  thruout,  by  ramming  in  thin  layers  while  being  put  in,  or  by  puddling. 
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The  pavement  of  street  or  foot  walks  must  then  be  at  once  restored  with  the  saw 
character  of  material,  equal  in  composition  and  color  to  match  old  work,  in  stteordaasi 
with  the  standard  specifications  of  the  Department  of  Public  Works,  Bureau  of  Hi|S- 
ways,  for  such  class  of  work,  and  maintained  in  good  condition,  satisfactory  to  the 
Department  of  Public  Works,  during  the  time  of  any  existing  guarantee,  or  aa  requM 
by  Ordinance  of  Councils,  but  in  no  case  for  a  less  period  than  5  years.  All  permit! 
are  issued  subject  to  Ordinances  of  Councils  regulating  the  paving  and  repeviaieJ 


2.  Surplus  and  condemned  material  must  be  removed,  and  the  street  cleaned  sad 
entirely  restored,  without  delay. 

Maintenance  op  6ubsurpacb  Structures.  1.  All  subsurface  structures  and  si 
surface  structures  forming  part  of  the  street  must  at  all  times  be  kept  in  good  rspav. 
All  work  and  material  used  in  restoring  or  repairing  the  street  shall  be  aetisfaetsrj 
to  the  Department  of  Public  Works,  and  when  notice  calling  attention  to  needed 
repairs  is  given,  it  must  receive  attention  within  <24  hr. 

2.  AU  work  and  material  used  in  the  construction  of  electrical  conduits  and  ass- 
hole* must  be  satisfactory  to  the  Chief  of  the  Electrical  Bureau,  and  any  work  « 
material  condemned  by  him  must  be  at  once  made  satisfactory. 

Fujno  Plans.  Immediately  after  the  completion  of  the  work,  the  party  to  whsa 
the  permit  is  issued  shall  file  complete  plans  in  detail  to  a  scale  satisfactory  to  at 
Board,  showing  the  work  as  constructed,  with  all  previously  existing  structures  e> 
countered  during  the  construction  of  the  work. 

Protection  op  Public.  Should  work  necessary  to  protect  the  public  in  the  used 
the  street  be  omitted  or  imperfectly  performed  by  the  party  holding  the  permit,  thsi 
after  notice  the  Chief  of  the  Bureau  of  Highways  may  cause  the  work  to  be  dose  st 
the  expense  of  the  party  receiving  the  permit.  Failure  at  any  time  to  fully  and  fait* 
fully  comply  with  these  regulations,  and  such  further  regulations  as  the  Board  sssj 
from  time  to  time  prescribe,  or  promptly  pay  such  expense  as  hereinbefore  or  luiea 
after  authorised,  shall  at  once  work  a  forfeiture  of  permits  issued,  and  debar  the  paiv 
from  receiving  any  further  permits  until  relieved  by  action  of  the  Board  of  Highwsf 
Supervisors. 

Permits  for  Electrical  House  Connections  for  the  construction  of  manhnta 
on  lines  of  underground  conduits  already  constructed,  where  such  construction  a 
of  advantage  to  the  City  or  the  betterment  of  the  system,  may  be  issued  by  the  B\ 
of  Highways  after  approval  by  the  Chief  of  the  Electrical  Bureau,  without  refc 
to  the  Board  of  Highway  Supervisors.  House  connections  shall  follow  the  line  cf 
conduit  and  not  cross  streets  diagonally. 

If,  in  the  laying  op  water  or  oas  pipes,  sewers,  or  any  other  municipal  work.  I 
shall  become  necessary  to  change  the  location  of  any  of  the  conduits,  manbote  si 
other  structures,  they  shall  be  shifted  or  altered  at  the  cost  or  expense  of  the 
to  such  places  as  shall  be  directed  by  the  Board  of  Highway  Supervisors. 

2.  Where  the  City  constructs  or  reconstructs  sewers,  or  lays  or  relays  watc 
the  Company  shall  maintain  its  conduits. 

Duration  op  Permits.  No  permit  will  be  valid  for  more  than  the  number  of  dsjl 
specified  therein,  which  shall  be  determined  by  the  Board  of  Highway  Supervise] 
at  the  time  the  permit  is  authorised;  for  any  subsequent  wora  a  new  permit  seat 
be  obtained.  Persons  in  charge  of  any  work  on  the  streets  must  have  ha  their  pe> 
session,  at  all  times  while  so  engaged,  the  permit  issued  by  the  Department,  at 
permits  shall  ej-pire  on  Dec.  81  of  the  year  in  which  they  are  issued. 
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GENERAL  DATA 

1.    Historical  Development  of  Roads  and  Pavements 

Variety  of  Pavements.  Pavements  have  been  laid  of  a  great  many  dif- 
ferent materials,  both  in  their  natural  state  and  also  combined  so  as  to  make 
axi  artificial  product.  There  have  undoubtedly  been  more  variations  in 
the  forms  of  bituminous  pavements  than  of  any  other  kind,  as  many  hun- 
dreds of  patents  have  been  taken  out  for  pavements  composed  of  asphalt 
■?t  coal  tar  used  in  some  peculiar  or  particular  way.    As  has  been  stated 
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in  Sect.  19,  stone  was  the  original  paving  material  and  used  in  many  dif 
ferent  ways.  This  was  natural  on  account  of  its  general  availability  asc 
the  knowledge  of  its  durability.  But  so  many  experiments  have  bee 
made  that  it  is  not  possible  or  profitable  to  describe  them  alL  Some  ex 
the  unusual  types,  however,  will  be  mentioned. 

Unusual  Types.  Iron  Blocks  and  Plates.  On  Unter  den  linden,  in  Berfia 
in  1877,  an  iron  pavement  was  laid.  This  remained  on  the  street  untfl  1890,  watt 
it  was  taken  up,  and  never  used  elsewhere.  The  same  contractors  received  penmsass 
in  1888,  to  lay  impregnated  wooden  blocks  capped  with  steel.  The  blocks  were  sac 
on  concrete  and  the  joints  filled  with  some  kind  of  bituminous  material.  This  pn* 
ment  lasted  until  1897,  when  it  was  taken  up  by  the  contractors  and  replaced  viu 
rock  asphalt.  The  pavement  was  said  to  have  been  fairly  durable  at  first,  bat  ftfte 
being  in  use  8  years  the  steel  capping  was  worn  out  in  consequence  of  the  traffic  Ta 
cost  of  this'  pavement  was  about  twice  as  much  as  for  rock  asphalt,  and,  as  the  pria 
of  steel  increased  considerably  after  the  pavement  was  laid,  its  continued  use  wosli 
have  involved  still  greater  expense.  Iron  blocks  were  laid  on  Cortlandt  St.,  M«i 
York  City,  about  1865.  They  were  roughened  on  the  surface  by  hexagonal  projec 
tions  about  1  in  in  size,  separated  by  similar  depressions.  This  made  a  rough  aw 
noisy  pavement,  and  horses  tore  off  their  shoes  and  slipped  and  fell  frequently,  a 
that  after  a  short  trial  it  was  taken  up  and  replaced  with  stone  blocks.  In  1885 1 
hollow  iron  block  about  the  shape  of  the  ordinary  granite  block  was  suggested,  tat 
hollow  space  to  be  filled  with  any  material  that  the  officials  might  deem  suftaaV 
Another  plan  was  to  set  hollow  iron  cylinders  closely  together  on  a  firm  base  and  al 
the  interstices  as  well  as  the  cylinders  with  concrete,  the  idea  being  that  the  iron  wosM 
prevent  the  wear  and  the  concrete  give  a  general  smoothness.  It  is  doubtful,  bo* 
ever,  if  this  idea  was  ever  carried  out  to  any  extent.  In  Columbus,  Ohio,  in  1896, 
an  entrance  to  a  railroad  freight  yard  was  paved  with  iron  plates  cast  with  pocksi 
8  Vic  in  square  on  the  upper  side.  Each  plate  contained  6  full,  4  half,  and  4  quarts 
pockets,  so  arranged  that  when  set  on  the  street  the  plates  were  square  and  the  nocks) 
at  an  angle  of  45°  with  the  length  of  the  street.  The  plates  were  bedded  on  the  fouad* 
tion,  and  into  the  pockets  were  driven  oak  spikes  &  in  high  and  projecting  2  is  abew 
the  pockets.  At  the  end  of  16  months  the  blocks  showed  a  wear  of  about  Jj  in.  ft 
is  said  that  macadam  within  the  freight  yard  was  renewed  in  90  days  and  sheet-espbiS 
outside  was  replaced  in  4  months.  This  pavement,  however,  would  not  be  practkafcfc 
on  a  large  scale  and  was  used  to  a  very  slight  extent. 

Comprhbsbd  Marsh  Grass.  In  1898  an  experimental  pavement  of  cewmueawi 
marsh  grass  was  tried  in  Richmond,  Va.  The  grass  was  first  treated  with  a  prepara- 
tion of  oil,  tar  and  rosin,  and  then  compressed  by  hydraulic  pressure  into  blocks  akocs 
6  in  square  and  bound  together  with  wire.  The  blocks  were  laid  in  the  usual  %u 
on  a  street  where  they  were  subjected  to  very  heavy  traffic  The  pavements  la*ei 
but  a  very  few  months. 

Glass.  In  1898  an  experimental  pavement  was  laid  in  Lyons,  France,  the  blots 
being  made  of  devitrified  glass;  they  were  8  in  square,  each  one  being  cut  on  top  h'a 
16  smaller  squares  so  that  the  finished  pavement  looked  very  much  like  a  huge  checVe> 
board.  The  treatment  consisted  of  heating  broken  glass  to  a  temperature  of  67T  C 
(1250°  F),  and  compressing  it  into  molds  by  hydraulic  force.  The  physical  trto- 
formation  of  the  glass  is  said  to  be  due  to  devitrification  under  the  Garchy  pnxe* 
This  action,  however,  is  more  apparent  than  real,  as  a  chemical  analysis  shows  tin 
after  devitrification  the  glass  has  the  same  composition  as  before.  It  possesses  al 
intrinsic  qualities  of  glass  except  transparency.  It  is  said  to  resist  crushing  and  her? 
frosts  very  much  better  than  before  being  treated.  No  pavement  of  this  charadff 
has  been  used  to  any  great  extent. 

Classification  of  Pavements.  During  many  years  of  erperimentatka 
roadways  have  been  paved  with  stone  in  its  various  forms  and  shape* 
wood,  treated  and  untreated;  rock  and  sheet-asphalt,  bituminous  macadssi. 
bituminous  concrete,  cement-concrete,  iron,  brick,  slag,  india  rubber, 
X  earth,  sand-clay,  burnt  clay,  gravel  and  even  glass,  leather  and  ha?. 
"*sult  of  all  this  experimental  work  it  is  generally  accepted  that  thm 
*  standard  pavements,  namely,  those  formed  of  stone  blocks,  treated 
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wood  blocks,  brick,  sheet-asphalt  and  bituminous  concrete.  Forty  years 
fcgo  not  1  mile  of  pavement,  existed  in  this  country  that  would  be  considered 
rfcandard  in  1918. 

p  The  Value  of  Pavements  to  a  city  or  any  particular  locality  is  positive 
md  immediate.  In  actual  money,  the  value  of  city  pavements  is 
srery  large.  In  New  York  City  alone  there  were  on  January  1,  1915,  2  394 
miles  of  pavement.  Assuming  the  cost  of  a  pavement  to  be  $2.50 
per  sq  yd  and  the  average  width  of  street  to  be  30  ft  between  curbs, 
Hie  cost  per  mile,  including  tne  curbing,  will  be  about  $55  000,  making 
&  total  of  $131  670  000  that  New  York  City  would  have  invested  in  her 
streets  if  the  pavement  were  of  good  character  and  in  good  condition.  Or, 
assuming  that  each  street  must  be  repaved  every  20  years,  to  keep  the 
above  mileage  renewed  when  worn  out  would  require  the  laying  of  120 
miles  of  pavement  each  year.  Assuming  further  that  the  average  cost  of 
repairs  to  these  pavements  will  be  nothing  for  the  first  5  years,  and  only 
E>  cents  per  sq  yd  for  the  remainder  of  their  life,  the  total  annual  expense 
For  the  maintenance  and  repair  of  the  1915  mileage  of  New  York  City's 
pavements  would  be  $880  per  mile,  or  $1  580  480  for  repairs  and  $4  224  000 
for  renewals,  assuming  renewals  to  cost  $2  per  sq  yd,  or  a  sum  total  of 
55  805  480  per  annum  to  keep  the  paved  streets  of  New  York  City  in  good 
condition.  As  a  matter  of  fact,  according  to  the  report  of  the  Chief  Ehgi- 
gineer  of  the  Board  of  Estimate  and  Apportionment,  New  York  City,  in 
1912  the  city  appropriated  $14  600  000  for  repairs,  renewals  and  original 
pavements.  Other,  cities  will  have  smaller  expenses  than  these,  but  this 
illustration  shows. the  necessity  for  careful  study  and  investigation.  An 
inventory  was  made  of  the  pavements  in  the  City  of  New  York  in  1912. 
They  were  supposed  at  that  time  to  be  worth  $58  000  000. 

Real  estate  owners,  than  whom  no  more  shrewd  or  sagacious  men  are  in  business, 
recognise  the  value  of  pavements,  and,  when  they  wish  to  put  a  pieee  of  property  on 
the  market  at  once  and  at  good  prices,  always  pave  the  streets  with  the  most  popular 
material.  The  pavement  improves  the  appearance  of  the  streets  so  much  that  the 
lots  not  only  sell  more  rapidly  but  the  owner  can  add  to  his  price  more  than  enough  to 
reimburse  him  for  his  outlay. 

This  was  illustrated  very  forcibly  in  a  section  in  Brooklyn,  N.  Y.,  where  a 
large  tract  was  put  upon  the  market  at  one  time,  but  first  the  streets  were  all  im- 
proved and  the  subsurface  work  constructed,  so  that  property  owners  not  only 
knew  the  condition  of  the  pavement  in  front  of  their  own  property  but  also  in  the 
entire  section.  This  was  a  particularly  successful  enterprise.  In  the  Borough  of 
Manhattan,  New  York  City,  builders  will  not  begin  operations  on  an  unpaved 
street,  knowing  the  difficulty  of  making  sales  or  obtaining  desirable  tenants  unless 
the  street  is  well  paved. 

Increase  in  Mileage  and  Change  in  Character  of  Pavements. ,  Table  I 
shows  the  total  mileage  and  the  mileage  of  the  different  kinds  of  pavements 
in  use  in  the  cities  of  Brooklyn,  Boston,  Buffalo,  Chicago,  New  York, 
Philadelphia,  St.  Louis  and  Washington,  D.  C,  in  1890  and  also  in  1915. 
Brooklyn  is  considered  by  itself,  as  it  was  a  separate  city  in  1890,  and  New 
York  represents  only  the  Boroughs  of  Manhattan  and  The  Bronx,  as  in 
1890  they  constituted  one  city.  It  will  be  noted  that,  not  only  has  the 
amount  of  pavement  increased  from  3146  miles  in  1890  to  6986  miles  in 
1915,  but  that  the  modern  pavements,  like  sheet-asphalt,  brick  and  wood 
block  have  increased  much  more  rapidly.  Creosoted  wood  block  pavement, 
for  instance,  was  not  in  use  anywhere  in  1890,  and  brick  only  in  Boston, 
Buffalo  and  Philadelphia,  and  then  to  so  small  an  extent  as  to  be  almost 
negligible.  If  the  cities  of  the  Central  West  were  taken  into  consideration 
the  increase  in  brick  would  be  a  much  greater  proportion.     The  increase 
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4    in  sheet-asphalt  shows  its  wonderful  popularity,  and  it  has  come  into  alma* 
general  use  as  the  most  popular  pavement. 

Table  I 


Bboobxyn 

Boston 

Buffalo 

Chicago 

1890 

1916 

1891 

1914 

1890 

1915 

1890 

1915 

Shoot-asphalt   

10.86 

88.90 

289.21 

566.99 

161.20 

4.04 

4.66 

69.27 

6.96 

22.13 
124.24 

106.03 
140.69 

259.78 
23.69 

9.24 
23.10 

710  4S 

Stone  block 

111.28 

Cobble 

Rubble 

60.64 
87.06 
14.03 

Brick,  a 

1.60 
114.78 

0.86 
204.57 

6.26 
888.32 

0.07 
3.28 

227.01 
410.29 

269  .ff 

Macadam 

2.81 

552.8 

Cedar  block 

214  B 

Creoeoted  wood  block . . . 

7.28 
4.26 
0.02 

6.61 

53. SI 

Slag  block 

7.B 

40.11 

66.11 

Bltulithic 

8.02 

Novaeulite 

2.11 

32. 1* 

386.77 

849.07 

284.79 

564.57 

250,07 

395. 2( 

369.64  2059. S 

New  York 

Philadelphia 

St,  Louis 

Washxnctgi 

1890 

1915 

1891 

1914 

1890 

1916 

1890 

1914 

Sheet-asphalt 

16.34 

278.75 

3.33 

416.58 
160.78 

43.40 

119.60 

375.10 

115.50 

19.80 

88.80 

511.96 
348.32 
7.13 
4.63 
171.67 
248.10 

3.96 
42.46 

69.82 
68.57 

51.80 
23.50 

182  91 

Stone  block 

9K  » 

Cobble 

11.50      *  ft 

Rubble 

Brick 

6  04 
127.49 

290.08 
5.26 

182.21 
252.06 

8.00 

0.80 

38.21 

1.84 

Macadam 

24.28 

122.lt 

Cedar  block 

Coal  tar  concrete 

38.80 
1.55 

8.16 

8.13 

11.03 

60.96 

13.94 

Slag  block 

1  « 

Bituminouff  mfM?*daiTV    , 

Bltulithic 

47.06 

8.74 

Bituminous  cnnerote 

17.00 

SM 

317.65 

761.69 

762.20 

1379.99 

341.75 

642.39 

133.31 

J343.* 

Totals:  1890,  8146.18;  1916,  6986.17 

2.    Principles  Underlying  the  Selection  of  a  Road  or  Pavement  for  i 

Specific  Highway 

In  order  that  the  highway  official  or  legislative  body  ordering  roads  or 

Davements  may  do  it  intelligently,  it  is  necessary  that  they  should  know, 

^nly  the  properties  of  the  different  kinds  of  paving  material,  but  alst 

luirements  of  the  highways  to  be  paved.     This  is  not  generally 

■ood  or  recognized.     If  an  architect,  or  an  engineer  in  any  other  fine, 
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6  about  to  make  plans  and  specifications  for  a  new  structure,  he  first  learns 
so  what  purpose  the  proposed  structure  is  to  be  put,  and  then,  and  not 
all  then,  can  he  intelligently  decide  upon  the  proper  materials  for  the  differ- 
mt  portions  of  the' structure.  This  is  just  as  important  in  a  pavement  as 
n  any  other  structure,  but  not  so  easy  to  obtain.  Different  officials  speak 
>f  different  kinds  of  traffic  as  heavy,  medium  and  light,  but  these  terms  have 
k>  positive  or  definite  meaning.  They  are  relative  wholly,  as  what  is  heavy 
iraffic  for  Rochester,  N.  Y.,  might  be  medium  traffic  for  New  York  City, 
ind  at  that  the  terms  would  be  used  only  according  to  the  individual  judg- 
ment of  the  persons  using  them.  Different  schemes  have  been  in  use 
or  determining  the  kind  of  traffic  upon  different  streets.  This  is  done  by 
counting  the  number  of  vehicles  passing  a  given  point  during  a  specified 
£me  and  fixing  a  certain  weight  for  the  different  vehicles,  and  in  this  way 
obtaining  the  supposed  amount  of  tonnage  passing  over  any  street  during 
ihis  specified  time.  While  this  method  is  of  some  value,  as  giving  approx- 
mately  the  wear  on  the  pavement,  it  is  not  definite,  as  no  rating  is  given 
to  the  conditions  under  which  the  tonnage  is  carried.  It  will  be  easily 
inderstood  that  two  loads  weighing  10  tons  each  will  have  a  different 
kffect  upon  a  pavement  than  20  tons  carried  over  the  same  pavement  in 
ien  different  vehicles.  It  will  make  a  difference  whether  the  vehicles  are 
lorae-drawn  or  motor-driven,  whether  the  tires  are  of  rubber  or  of  steel, 
ind  whether  of  1  or  4-in  in  width,  and  whether  the  vehicle  is  moving  at  a 
ppeed  of  4  miles  or  20  miles  an  hr.  All  these  conditions  must  be  take*,  into 
sonaideration  in  order  to  get  a  fair  and  comparable  result  of  different  ton- 
lages  borne  over  different  pavements.  It  will  be  seen,  therefore,  that  the 
problem  is  not  a  simple  one,  but  one  that  requires  much  careful  study. 
Duly  a  few  highway  departments  in  the  United  States,  and  not  many  in 
foreign  countries,  have  any  census  statistics  of  their  highways  that  are 
>f  value,  and,  until  they  have  such  data,  it  is  not  possible  to  determine  from 
i  scientific  standpoint  the  proper  roads  or  pavements  for  different  local 
conditions.     See  Sect.  4,  traffic  considerations. 

Bnglish  Road  Board  Detenninator.  It  would  seem,  however,  that  by  proper  experi- 
nenting  a  traffic  unit  could  be  arrived  at  and  so  standardized  that  a  more  definite 
result  could  be  reached  than  is  possible  at  the  present  time.  The  English  Road  Board 
■ma  constructed  a  machine  for  experimental  work  to  determine  just  what  will  be  the 
luoir  on  certain  pavements  by  different  weights  moving  on  wheels  at  different  rates 
it  speed.  The  machine  consists  of  an  apparatus  formed  by  spokes  radiating  from 
the  center,  on  the  under  aide  of  which,  near  the  end,  are  attached  wheels  with  proper 
contrivances  so  that  different  pressures  can  be  exerted  by  springs  corresponding  to 
pertain  weights.  These  wheels  are  staggered  on  the  spokes  in  such  a  way  that  in 
revolving  they  cover  the  roadway  on  which  they  run  an  even  number  of  times.  These 
■rheels  can  be  arranged  with  tires  of  any  kind  or  of  any  width,  with  which  it  is  desired 
|o  experiment,  and  the  roadway  paved  with  any  material  that  is  desired.  By  the 
arrangement  of  springs  a  given  pressure  can  be  obtained  upon  the  wheeb  and  the 
entire  machine  rotated  at  an  even  speed,  so  that  with  a  certain  number  of  revolutions 
the  amount  of  wear  on  the  pavement  can  be  observed.  This  arrangement  probably 
conforms  more  closely  to  actual  wear  on  the  street  than  any  other  that  has  yet  been 
devised.  Of  course,  the  action  of  horses'  hoofs  cannot  be  determined.  It  would  seem 
that,  by  a  sufficient  amount  of  experimenting  with  a  machine  of  this  character,  a 
traffic  unit  could  be  evolved,  to  which  different  kinds  of  traffic  could  be  referred,  so 
that  if  the  traffic  on  any  street  in  any  city  could  be  said  to  be  a  certain  number  of 
traffic  units  per  yard  of  roadway  per  day  it  would  be  known  quite  definitely  what  was 
meant.  For  instance,  if  it  was  discovered  that  the  passing  of  wheels  under  a  given 
load  with  2-in  tires,  at  a  certain  speed  and  with  a  certain  weight  per  inch  of  tire,  would 
ppaar  a  standard  pavement  a  certain  amount,  that  amount  of  traffic  could  be  taken 
■a  100  traffic  units.    Then  the  amount  of  wear  with  different  loads,  at  different  speeds 
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and  with  different  tires,  necessary  to  produce  the  same  amount  of  wear  could  be  a> 
ferred  to  the  same  standard  and  its  value  in  traffic  units  be  determined  by  referem 
to  the  original  standard.  But  even  if  this  could  be  determined  positively  there 
still  be  the  difficulty  of  determining;  the  exact  amount  of  traffic  on  any  street, 
with  experienced  observers  the  results  would  be  fairly  accurate.  It  would 
before  traffic  conditions  can  be  figured  accurately  and  scientifically  some  such 
as  the  foregoing  must  be  used. 

Number  of  Vehicles  on  European  City  Streets.  A  knowledge  of  the  number  of 
vehicles  using  streets  in  different  cities  is  of  value.  It  is  stated  in  the  report  of  mi 
Chief  Engineer  of  Paris  that  on  the  Rue  de  Rivoli  42  035  vehicles  passed  in  24  kr. 
The  following  statement  shows  the  daily  traffic  on  some  of  the  principal  streets  of 
foreign  cities:  Paris,  Ru£  de  Rivoli,  42  035,  Avenue  de  1'Opera,  29  500,  Rue  Crab 
des  Petit  Champs,  20  480,  Rue  St  Honore,  19  672;  London,  King  William  St,,  26  7*\ 
Gracechurch  St.,  16  686,  Queen  Victoria  St,  16  631,  Cheapside,  15  206;  Sydney,  Am- 
tralia,  George  St,  11  960. 

Number  of  Vehicles  on  City  Streets  in  the  United  States.  In  1885  a  series  of  eha* 
vations  were  made  under  the  direction  of  Gen.  F.  V.  Greene  to  determine)  the  amcsst 
of  traffic  in  several  American  cities.  The  figures  represent  the  number  of  vebidBi 
of  all  kinds  passing  between  7  A.M.  and  7  P.M.:  Broadway,  New  York  City.  7SU; 
Broad  St.,  Philadelphia1,  6081;  Devonshire  St,  Boston,  5862;  Douglass  St.,  Omsk. 
4752;  16th  St,  opposite  Treasury,  Washington,  D.  C,  4520;  Clark  St,,  CUcsft 
4889.  In  1914  observations  in  the  Borough  of  Brooklyn,  New  York  City,  shoes! 
the  greatest  number  of  vehicles  in  8  hr  to  be  2815,  on  Flushing  Ave.  The  traffic  m 
this  street,  however,  is  made  up  of  heavy  units,  as  it  is  a  street  where  these  is  a  gust 
deal  of  trucking.  Observations  taken  in  the  Borough  of  Manhattan,  New  York,  a 
1914,  show  that  on  Fifth  Ave.,  between  33rd  and  34th  Sts.,  7520  vehicle*  passed  a* 
tween  8  A.M.  and  6  P.M.,  and  between  41st  and  42nd  Sta.,  6803  vehicles.  It 
be  of  interest  to  know  that  only  15%  of  this  total  number  of  vehicles  wai 
between  33rd  and  34th  Sts.,  and  16%  between  41st  and  42nd  Sta. 

It  may  seem  strange  that  the  traffic  in  New  York  should  be  so  much  lees  in 
than  that  of  Paris  or  London,  but  it  must  be  remembered  that  the  New  York  Off 
figures  are  given  only  between  8  A.M.  and  6  P.M.  If  these  figures  were  contmaA 
on  Broadway,  for  instance,  from  6  P.M.  to  12  midnight,  they  would  undoubtedly  st 
very  much  increased,  if  not  doubled,  as  the  automobile  traffic  between  42nd  and  44& 
Sts.  is  without  doubt  greater  during  that  time  than  at  any  other  time  of  the  day. 

Requirements  of  Pavements.  After  a  highway  official  ascertains  tat 
requirements  of  a  highway,  in  order  to  fulfill  those  requirements  fully,  tit 
properties  of  the  different  materials  to  be  used  in  paving  must-  be  unda*- 
stood  thoroly;  and  after  that  is  known,  and  when  it  is  practicable  frost* 
scientific  standpoint,  to  determine  the  proper  material,  it  will  be  foaal 
even  then  that  common  sense  and  good  judgment  must  be  used  to  a  great 
extent,  as  many  conditions  must  be  taken  into  consideration.  It  «2i 
be  found  also  that  the  wishes  of  the  people  doing  business  or  living  on  tir 
highway  will  not  always  coincide  with^the  wishes  of  travel  on  the  roafl-i 
way,  whether  it  be  heavy  business  traffic,  or  light  automobile  trafr.j 
The  property  owner  wishes  a  quiet,  smooth  pavement,  and  pne  that  » 
pleasing  in  appearance;  the  automobile  owner  wishes  one  that  is  Rtnoo4 
and  the  truckman,  one  that  will  be  durable,  present  light  resistance  to  draw- 
ing a  load,  and  give  a  good  foothold  for  his  horses,  with  no  regard  for  noie. 
so  that  all  the  different  property  interests  must  be  taken  into  consideratioa 
in  addition  to  the  scientific  requirements  and  needs  of  the  street.  But  tat 
highway  official  must  make  a  study  of  the  different  characteristics  of  tsf 
paving  materials  in  order  to  have  an  intelligent  idea  as  to  how  they  shea* 
be  used.  The  official,  who  decides  on  the  material  after  the  most  carfM 
"~- -instigation,  will  often  find  that  the  .decision  is  displeasing  to  many  people- 
often  must  be  the  case,  as  the  wishes  of  the  users  of  a.  street  msaJ 
j  conflict  with  the  wishes  of  the  people  who  do  business  on  a  street. 
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users  of  a  street  desire  a  pavement  that  is  most  conducive  to  ease  of 
icking,  and,  if  that  be  satisfactory,  care  little  for  the  noise  or  other  incon- 
tinence, while  the  people  who  do  business  on  a  street,  or  occupy  residences 
>reon,  wish  a  quiet  pavement  and  are  not  so  much  interested  in  its  adapta- 
ity  to  traffic.  The  decision  must  be  made  after  taking  all  things  into 
dderation  and  adhered  to,  altho  it  will  not  always  prove  satisfactory 
all.  The  appropriation  is  generally  inadequate  for  the  work,  and  careful 
idy  is  necessary  to  bring  about  the  best  results.  An  eminent  authority 
kaa  said  that  if  one  has  but  5  min  in  which  to  perform  a  difficult  task, 
I  min  should  be  consumed  in  ascertaining  how  to  do  it. 

3.    Characteristics  of  an  Ideal  Road  or  Pavement 

While  no  roaa  or  pavement  that  has  ever  been  laid  is  perfect,  in  consider- 
ing the  subject  it  is  necessary  to  take  a  perfect  road  or  pavement  as  a  stand- 
ard. Such  a  road  or  pavement  should  be  cheap,  durable,  easily  cleaned, 
present  light  resistance  to  traffic,  be  not  slippery,  be  easily  maintained, 
be  favorable  to  travel,  and  sanitary.  Admitting  that  a  perfect  road  or 
pavement  snould  have  these  properties,  it  must  be  understood  that  they  are 
not  all  of  the  same  importance;  but  by  discussing  these  different  properties, 
and  assuming  that  a  perfect  road  or  pavement  has  a  value  of  100,  it  will  be 
possible  to  assign  a  percentage  value  to  each  one  of  these  properties,  and 
then,  by  referring  these  values  to  the  different  kinds  of  paving  material, 
determine  a  percentage  value  for  each  type. 

Cheapaess.  It  may  be  said  that  cheapness  is  not  a  physical  character- 
istic of  any  material.  This  is  undoubtedly  true.  It  must  be  admitted  that 
it  is  an  important  factor.  No  matter  how  desirable,  or  how  economical 
ultimately,  any  material  may  be,  its  first  cost  is  a  question  of  importance 
in  deciding  upon  ito  availability.  If  a  property  owner  or  a  highway  depart- 
ment cannot  pay  for  it,  the  question  is  settled  at  once;  there  is  no  chance  for 
argument.  A  recommendation  is  often  rejected,  when  its  wisdom  is  not  ques- 
tioned, simply  on  account  of  the  cost.  When  the  best  cannot  be  taken  this 
phase  is  developed:  with  the  money  available,  how  can  the  best  results  be 
obtained?  A  person  presenting  a  new  plan  or  a  new  material  will  first  be  asked 
as  to  its  cost,  and,  if  it  be  expensive,  it  will  be  a  hard  task  to  have  it  receive 
a  fair  trial,  except  at  the  expense  of  the  party  commercially  interested. 
Cheapness  depends  to  a  great  extent  upon  locality.  Thus  a  cheap  material 
in  one  locality  might  not  be  a  cheap  material  in  another.  For  instance,  paving 
brick  is  manufactured  to  a  great  extent  in  the  Central  West  and  can  be 
furnished  to  nearby  cities  at  a  reasonable  price,  while  the  same  material  in 
New  York  or  New  England  might  cost  so  much,  on  account  of  the  freight 
rates,  as  to  be  prohibitive.  At  the  same  time  granite  blocks,  which  can 
be  cheaply  supplied  to  all  cities  on  the  coast,  would  be  expensive  in  the 
interior  cities.  Asphalt,  on  the  other  hand,  forming  so  small  a  proportion 
of  the  weight  of  the  entire  pavement,  is  not  affected  to  so  great  an  extent 
by  cost  of  transportation.  So  that,  while  cheapness  as  a  property  may  have 
a  certain  value,  the  different  materials  will  vary  greatly  in  this  respect. 
Cheapness,  therefore,  has  been  given  a  value  of  15. 

Durability.  This  is  also  an  economic  property.  Upon  this  depends 
ultimate  cost,  and  in  this  connection  must  be  considered  to  a  certain  ex* 
tent  first  with  cost.  If  a  pavement  be  cheap,  and  pleasing  even,  it  can 
never  be  a  complete  success  if  it  has  not  durability.  Americans  expect 
any  construction  to  care  for  itself  largely;  they  are  not  given  to  economies 
in  repairs.     Durability  is  affected  by  so  many  varied  conditions  that  it 
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is  discussed  with  difficulty.  Paving  materials  have  a  physical  life  as  well 
as  a  traffic  life;  that  is,  stone  and  brick  are  not  affected  by  the  action  of 
the  atmosphere  and  will  last  in  a  roadway  until  they  are  worn  out  by  the 
traffic.  Asphalt  and  untreated  wood,  however,  have  a  limited  life,  even 
without  traffic;  in  fact,  it  is  probable  that  the  life  of  both  of  these  materials 
in  a  pavement  is  increased  by  a  certain  amount  of  traffic.  The  influence 
of  traffic  is  modified  by  five  principal  conditions,  namely,  width  of  roadway, 
character  of  road  or  pavement,  presence  or  absence  of  street-car  tracks, 
state  of  repairs,  and  how  well  the  pavement  is  cleaned. 

Width  of  Roadway.  The  distance  between  curbs  or  shoulders  affects 
traffic,  as  it  tends  to  scatter  or  congest  it.  The  wider  a  roadway  is,  the  more 
even  will  be  its  wear.  If  several  lines  of  traffic  can  be  maintained  irregu- 
larly over  the  surface  of  the  roadway,  the  wear  will  be  mbre  uniform  and 
a  better  service  received  from  the  road  or  pavement.  When  vehicles  are 
restricted  to  direct  lines,  the  wheels  move  in  practically  the  same  place 
from  day  to  day,  and  the  result  is  a  rough  and  uneven  surface  in  a  compar- 
atively short  space  of  time.  Then,  too,  there  is  a  certain  part  of  the  road- 
way adjacent  to  the  curb  or  car  track  that  cannot  be  efficiently  used. 
This  width  is  positive,  and,  in  a  narrow  roadway,  proportionately  reduces 
the  available  roadway  for  traffic  much  more  than  in  a  wide  roadway.  If, 
for  instance,  this  unavailable  space  is  2  ft  on  each  side,  on  a  30-ft  roadway 
there  would  be  left  26  ft  for  traffic,  while  on  a  60-ft  roadway  there  would 
be  56  ft  left  for  traffic ;  so  that,  while  the  actual  roadway  would  be  doubled, 
the  available  roadway  for  traffic  would  be  more  than  doubled. 

Chaeactkb  of  the  Road  or  Pavement.  By  this  is  meant,  not  the  material 
that  is  used,  but  the  detailed  method  adopted  in  constructing  the  roadway. 
Sheet-asphalt  pavements,  for  instance,  have  been  standardised,  slight  vari- 
ations being  made  sometimes  to  meet  special  traffic  conditions,  but  with 
stone,  brick  and  wood  it  is  different.  While  concrete  as  a  rule  is  used  for 
foundations  for  these  different  materials,  it  is  not  always  so  used.  The 
joint  filling  varies  according  to  the  experience  or  the  inclination  of  the  par- 
ticular engineer  in  charge.  Wood  of  one  variety  is  used  in  one  locality 
and  of  a  different  kind  in  another,  and  while  at  present  it  is  treated  chemi- 
cally in  nearly  all  cities,  the  material  used  and  the  amount  of  the  preserva- 
tive are  generally  different.  So  that  wood,  stone,  or  brick,  as  referred  to 
pavements,  are  somewhat  indefinite  unless  it  is  known  just  how  they  have 
been  used. 

Presence  or  Absence  of  Street-Car  Tracks.  All  foreign  construc- 
tions in  the  surface  of  a  roadway  have  a  very  material  influence  on  its  wear. 
Manhole  heads  are  of  iron,  and  must  necessarily  be  of  a  different  degree  of 
hardness  from  the  road  or  pavement,  no  matter  what  its  character.  As-H  si 
impossible  to  keep  the  surface  of  the  roadway  always  level  with  the  nrnmlw^u 
head,  when  the  wheel  leaves  the  iron  it  pounds  upon  the  roadway  with 
greater  severity,  inducing  greater  wear  than  would  occur  if  the  surface  were 
smooth  and  even.  While  manhole  heads  are  objectionable,  they  are  not 
as  great  a  detriment  to  the  pavement  as  the  car  tracks.  It  is  recognized 
by  all  engineers  that  car  tracks  must  exist  in  city  streets,  but  it  is  also  recog- 
nized that  they  cause  extra  wear  of  the  pavement.  This  is  not  only 
because  it  is  difficult  to  keep  the  tracks  at  the  same  level  with  the 
pavement,  but  because  if  the  tracks  are  in  fairly  constant  use,  the  traffic 
-ncentrated  on  the  sides  of  the  streets  and  in  practically  regular  lines. 
~  sheet  pavement  like  asphalt  the  horses*  shoes,  especially  in  warm 
,  often  mark  the  pavement  very  materially.     If  the  street  is  free 
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torn  oar  tracks  the  wheels  of  the  different  vehicles  are  likely  to  iron 
uad  smooth  out  the  inequalities  caused  by  the  horses'  shoes,  which  cannot 
if  ten  be  done  on  car-track  streets,  because  the  traffic  is  restricted  to  dis- 
trict lines.  In  1911  it  cost  6.5  cents  per  sq  yd  to  keep  in  repair  the  sheet- 
isphalt  pavement  on  street-car  streets  in  the  Borough  of  Brooklyn,  New 
KTorlc  City,  and  2.9  cents  per  sq  yd  on  streets  where  there  were  no  car  tracks. 
[n  1914  it  cost  3.4  cents  per  sq  yd  on  street-car  streets,  and  1.9  cents  per 
iq  yet  on  streets  where  there  were  no  tracks.  In  a  report  of  the-  Department 
rf  Public  Works  of  Buffalo  for  1910,  it  is  stated  that  the  presence  of  street- 
car tracks  in  streets  reduces  the  life  of  the  pavement  about  2  years. 

State  of  Repair.  This  is  of  vital  importance  in  the  maintenance  of  road- 
pvays.  The  old  saying,  "  A  stitch  in  time  saves  nine,"  can  be  applied  with 
is  much  force  to  roads  and  pavements  as  to  any  other  form  of  construction. 
[f  holes,  depressions,  ruts  or  any  other  defect  in  the  surface  are  allowed  to 
remain  for  any  length  of  time,  the  material  is  displaced  and  consequently  is 
worn  abnormally.  It  is  possible  to  permit  a  street  to  get  into  such  condition 
that  traffic  will  avoid  it,  so  that  it  will  not  be  worn  extensively,  but  all  streets 
ihould  be  kept  in  as  nearly  perfect  condition  as  possible  at  all  times,  and  in 
any  discussion  of  this  character  the  assumption  is  made  that  such  is  done. 
This  fact  impresses  itself  if  the  action  of  traffic  upon  stone  blocks  that  have 
been  relaid  temporarily  in  a  trench  awaiting  final  reconstruction  is  observed. 
The  unevenness  of  the  surface  and  the  looseness  of  the  blocks  allow  the 
corners  to  be  worn  off  and  the  blocks  damaged  very  much  more  than  if  the 
pavement  were  smooth  and  even.  It  is  very  noticeable  in  any  large  city 
that  the  pavement  in  front  of  a  park  and  large  public  buildings,  where  the 
surface  is  not  disturbed  for  any  subsurface  work,  is  always  more  durable 
and  in  better  condition  than  where  it  is  regularly  built  up  on  both  sides. 
No  matter  how  well  the  pavement  may  be  replaced  temporarily,  there  is 
always  an  undue  amount  of  wear  upon  the  edges  of  the  excavations.  It  often 
happens  that  in  large  cities  in  the  construction  of  business  blocks  the  base- 
ment excavation  is  carried  out  to  the  curb  line,  which  always  causes  a  set- 
tlement in  the  pavement  proper;  and  when  building  material  is  stored  on  the 
street,  the  traffic  is  diverted  to  one  side,  causing  an  undue  wear,  especially 
if  the  pavement  be  sheet-asphalt.  While  it  is  difficult  to  figure  upon  the 
exact  effect  of  the  openings  in  pavements,  as  it  depends  so  much  upon  the 
number  of  openings  and  the  character  of  the  traffic,  it  is  probably  true  that 
if  no  openings  of  any  kind  were  made  in  a  pavement  its  life  would  be  increased 
15  to  20%. 

Cljcanlinbss.  The  effect  of  refuse  on  a  roadway  varies*  with  its  char- 
acter. Any  imperishable  material  is  benefited  by  having  a  cushion  of 
detritus  upon  it;  it  serves  as  a  carpet  to  protect  the  road  or  pavement, 
which,  when  the  cushion  is  heavy  enough,  becomes  really  the  foundation. 
This  fact  will  often  explain  why  certain  materials  are  much-  more  durable 
in  a  small  city  than  in  a  large  one.  A  poor  brick  pavement,  for  instance, 
will  often  give  good  results  in  a  small  place,  where  the  pavements  are  cleaned 
only  at  long  intervals,  when  it  would  rapidly  fail  if  kept  clean  under  the 
same  traffic.  This,  however,  will  not  hold  good  with  wood  or  sheet-asphalt 
pavements.  Any  street  debris  collects  and  retains  moisture,  which  hastens 
the  action  of  disintegration  and  decay  in  any  perishable  material.  A  case 
was  cited  where  the  contractor  refused  to  repair  a  sheet-asphalt  pavement, 
where  the  guarantee  required  that  the  pavement  should  be  kept  in  repair 
from  the  effects  of  traffic,  because  the  pavement  was  not  kept  normally 
clean,  and  for  that  reason  it  wore  much  more  rapidly  than  it  would  normally, 
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and  that  the  guarantee  could  not,  therefore,  be  enforced.  While  this  pain* 
was  argued  to  a  considerable  extent,  the  court  decided  that  the  contract 
required  repairs  to  be  made  when  ordered  by  the  City  Engineer,  and  that 
the  question  of  proper  cleaning  was  not  material. 

All  of  the  conditions  referred  to  modify  the  action  of  traffic,  and  thse 
affect  the  durability  of  any  material.  Durability  has  been  considered  to 
have  a  value  of  21. 

Easiness  of  Cleaning.  The  experience  of  the  larger  cities,  and  in  more 
recent  years  of  all  cities  that  have  pavements,  has  demonstrated  that  it  m 
not  only  feasible  but  extremely  desirable  to  have  pavements  kept  free  from 
natural  street  refuse.  In  fact,  it  is  generally  accepted  that  it  is  not  only 
desirable  but  absolutely  necessary,  and,  while  all  cities  recognised  this, 
the  degree  of  cleanliness  must  be  governed  by  the  amount  of  the  appropri- 
ation. The  appropriation  for  the  Street  Cleaning  Dept.,  New  York  City, 
for  1915,  was  $7  646  186.74.  The  benefit  of  smooth  pavements  as  related  to 
street  cleaning  will  be  appreciated  from  a  statement  made  by  Waring  (29), 
at  a  meeting  of  the  Am.  Soc.  C.  £.,  who  said  that  if  all  the  streets  of  Nev 
York,  meaning  at  that  time  Manhattan  and  The  Bronx,  were  paved  wits 
sheet-asphalt,  where  the  grades  would  permit,  and  the  street-car  tracks 
constructed  with  grooved  rails,  the  cost  of  sweeping  the  entire  city  would* 
be  reduced  from  $1  200  000  per  annum  to  $700  000  per  annum;  that  is,  that 
would  be  a  saving  annually  of  $500  000  in  New  York,  which  then  had  » 
pavement  mileage  of  431,  of  which  95  miles  only  were  paved  with  sheet- 
asphalt.  While  this  statement  was  made  in  1896,  the  principle  is  as  gooc 
to-day  as  then,  and  is  one  of  the  very  few  statements  that  can  be  quotas 
definitely  on  this  subject.     A  value  of  15  is  given  to  easiness  of  cleaning. 

Resistance  to  Traffic.  This  is  a  very  important  item.  One  of  the  chad 
provinces  of  a  road  or  pavement  is  to  reduce  resistance  to  traffic,  and  con- 
sequently any  road  or  pavement  that  can  bring  it  to  a  minimum  is  of  special 
value.  Any  mechanical  device  that  would  reduce  the  friction  of  a  machi&i 
25  or  50%  would  be  recognized  at  once  as  of  great  benefit.  There  is  more 
than  this  difference  in  various  roads  and  pavements,  and  this  difference 
must  be  fully  considered  and  carefully  weighed  before  deciding  on  any  par- 
ticular material.  If  one  horse  can  draw  on  one  road  or  pavement  a  load  that 
would  require  two  horses  on  another,  the  truckman  at  once  sees  the  impor- 
tance of  a  proper  selection.  Of  course,  all  highways  are  not  heavy  traffic 
streets,  but  the  application  in  this  respect  will  be  taken  up  in  detail  later 
Light  resistance  to  traffic  is  valued  at  15. 

Non-Slipperiness.     The  slipperiness  of  a  pavement  depends  upon  in 
material,  also  upon  its  condition  and  how  constructed.     The  efficiency 
of  a  draft  horse  varies  with  foothold.     If  that  be  good,  the  entire  strength 
of  the  horse  can  be  used  to  draw  the  load;  while  if  there  be  constant  danger 
of  slipping  and  falling,  very  little  will  be  accomplished.     Instead  of  usiat 
all  power  to  overcome  the  resistance  of  the  load  it  is  used  only  to  the  slip- 
ping point,  and  often  a  horse  has  difficulty  in  maintaining  a  foothold  eves 
if  there  is  no  load  to  draw.     The  condition  of  the  weather  and  the  climate 
modifies  this.     An  illustration  of  this  was  shown  in  a  case  where  obser- 
vations were  being  taken  on  several  sheet-asphalt  paved  streets  in  extremt 
winter  weather.     On  the  first  day  the  hourly  traffic  was  225  tons  betwees 
11  and  12  o'clock,  reaching  270  tons  between  3  and  4  P.  M.     On  the  fd- 
~  ■"?  day  the  traffic  between  11  and  12  o'clock  was  305  tons.     About  2 
now  began  to  fall,  the  mercury  being  about  -18°  C  (0°  F),  making 
ment  so  slippery  that  the  traffic  was  reduced  to  40  tons  between 
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3  and  4  P.  M.,  and  the  street  was  soon  practically  deBerted.  The  same 
results  were  obtained  on  all  other  streets  where  observations  were  being 
taken.  Non-slipperiness  is  assigned  a  value  of  7.  In  the  light  of  the  fore- 
going statement  this  value  may  seem  small,  but  it  must  be  remembered 
that  these  special  conditions  seldom  arise,  and,  altho  effective  while  they 
exist,  do  not  have  as  much  influence  as  a  smaller  force  acting  continually. 
For  instance,  if  a  street  is  used  by  a  continuous  traffic,  without  regard  to 
weather,  slipperiness  is  extremely  important,  but  then  only  on  the  days 
when  weather  conditions  materially  affect  the  surface.  If,  on  the  other 
hand,  the  street  is  in  such  a  locality  that  the  traffic  can  be  easily  diverted 
on  days  when  the  pavement  is  especially  slippery,  the  slippery  quality  is 
not  of  such  great  importance. 

Base  of  Maintenance.  Maintenance  is  closely  allied  to  first  cost,  and 
many  engineers  think  that  they  should  be  taken  together.  To  a  certain 
extent  this  is  true,  but  mainly  when  the  question  of  ultimate  economy  is 
being  considered.  The  cost  of  repairs  should  be  ascertained  as  accurately 
as  possible  in  advance.  No  material  can  be  intelligently  adopted  without 
it.  What  often  seems  a  wise  and  sound  selection  is  ruled  out  simply 
by  the  cost  of  repairs.  All  works  constructed  by  man  require  constant 
attention,  and  a  pavement  is  no  exception  to  the  general  rule;  but  that 
material  which  needs  the  least,  and  allows  that  to  be  done  at  the  least  ex- 
pense as  well  as  convenience  to  the  public,  is  the  best,  other  things  being 
equal.  By  ease  of  maintenance  is  meant,  not  simply  the  cost,  but  whether 
the  material  is  of  such  a  character  that  repairs  for  pavement  openings  of 
whatever  kind  can  be  easily  made  and  the  original  condition  approximated. 
It  is  probably  absolutely  impossible  to  replace  a  pavement  over  a  cut  in 
general  practice  so  that  it  will  be  as  good  as  before  it  was  opened,  but  it 
can  be  more  nearly  approached  with  some  materials  than  with  others; 
and  as  it  must  be  recognised  that  openings  will  be  made  in  pavements  de- 
spite all  precautions,  the  material  that  can  be  easily  and  properly  replaced 
has  a  distinct  advantage.     This  property  is  given  a  value  of  10. 

Favorableness  to  Travel.  By  this  is  meant  the  ease  and  comfort  that  are 
enjoyed  in  driving  over  a  smooth  pavement,  and  also  the  decrease  in  the 
wear  and  tear  of  vehicles  as  compared  with  one  that  is  rough  and  uneven. 
It  is  difficult  to  estimate  this  exactly,  but  some  approximations  have  been 
made. 

French  engineers  make  the  general  statement  that  60%  is  saved  in  the  wear  and 
tear  of  vehicles  by  having  smooth  pavements.  A  London  engineer  in  1827  stated 
that  good  pavements  in  London,  Westminster  and  Southwark  would  save  £140  000 
($681  000)  per  annum  in  wear  and  tear  of  vehicles  and  horses.  The  area  included 
in  the  above  was  8818  acres.  It  must  be  remembered,  however,  that  the  streets  of 
London  at  that  time  were  in  especially  bad  condition.  In  1871,  Deacon  (14)  stated 
that  since  the  new  Liverpool  pavements  had  been  constructed,  without  giving  credit 
for  the  great  reduction  of  wear  and  tear  of  horses  and  vehicles,  there  was  a  saving 
of  £10  000  (848  700)  per  year  for  every  mile  of  the  new  pavements  now  laid  on  the 
dock  line  of  the  streets  of  Liverpool. 

Smooth  pavements  are  a  luxury  also.  It  is  a  pleasure  to  drive  on  some 
streets  and  positively  painful  on  others.  Wheeled  vehicles  are  equipped 
with  pneumatic  tires  to  make  the  pleasure  as  great  as  possible,  but  much 
can  be  done  to  aid  it  in  the  pavement  itself.  With  the  introduction  of  the 
automobile  and  the  motor-truck,  with  their  rubber  tires,  and  the  possibility 
of  their  extension,  this  property  of  favorableness  to  travel  is  bound  to  receive 
more  attention.     At  the  present  time,  1918,  it  is  valued  at  5. 

Sanitariness.     Another  important  requisite  of  a  road  or  pavement  is 
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that  it  should  be  sanitary.  A  great  amount  of  decaying  organic  matter, 
house  garbage,  horse-droppings,  and  various  kinds  of  filth  must  be  deposited 
in  the  highways  despite  the  utmost  care.  Altho  the  great  introduction  of 
automobiles,  both  for  pleasure  and  business,  has  reduced  this  amount  very 
materially,  the  matter  still  is  of  great  importance.  Any  road  or  pavement 
that  will  allow  any  of  this  filth  to  collect  in  joints  or  soak  down  to  the  sur- 
face of  the  underlying  soil  or  foundation,  must  be  deleterious  to  the  public 
health.  Any  material  that  will  readily  absorb  moisture  and  give  it  forth 
in  dry  seasons  must  be  considered  as  unsanitary.  This  fact  is  generally 
understood  by  municipal  engineers,  and  it  is  recognised  that  all  pavements 
should  be  practically  waterproof.  Therefore  a  road  or  pavement  with  a 
smooth  surface  impervious  to  water  and  not  made  up  of  organic  matte 
subject  to  decay  will  be  desirable  from  the  standpoint  of  the  «w^™i 
Noise,  too,  is  an  important  factor.  A  noisy  material  prevents  sleep,  rsspi 
on  the  nerves  of  both  the  sick  and  the  well.  This  fact  is  considered  of  greet 
importance  in  large  cities,  where  in  selecting  a  material  for  repaving  any 
street  special  care  is  taken  that  noiseless  pavements  be  laid  in  front  of 
churches,  schools  and  hospitals.  This  is  recognised  to  such  an  extent  that 
noiseless  pavements  are  laid  on  many  Btreets  despite  the  fact  that  it  m 
understood  that  it  is  not  proper  from  an  economic  standpoint.  In  the 
great  improvement  that  has  taken  place  in  sanitary  conditions  in  cities 
since  1890  the  improvement  in  the  character  of  pavements  has  been  an  im- 
portant factor.     Sanitariness  is  rated  at  13. 

4.    History  Cards  and  Report  Forms 

History  Cards  often  supply  the  most  valuable  data  that  can  be  obtained 
in  connection  with  the  selection  and  design  of  highways.  They  correlate 
actual  results  of  the  use  of  methods  and  materials  under  known  oondhioa 
Such  results  are  of  inestimable  value  in  the  preliminary  investigation 
of  other  highways  and  the  comparison  of  the  relative  suitability  of  the 
various  types  of  roads  and  pavements  for  given  local  conditions. 

History  Cards  Recommended  for  the  Use  of  the  If.  T.  Highway  Comrn.  (9).  The* 
are  submitted  herewith  forma  embodying  outlines  of  the  data  which  history  ear* 
should  contain.  "Form  No.  1  should  be  considered  as  the  main  history  form,  printed 
upon  5  by  8  in  white  cardboard.  Upon  the  back  of  this  card  the  maintenance  sad 
repair  record,  shown  on  form  No.  2,  should  be  printed.  A  material  record  earl 
shown  in  form  No.  3,  printed  upon  light  green  cardboard;  a  traffic  record  card,  abova 
by  form  No.  4,  printed  upon  light  pink  card  board;  and  a  history  of  physical  conditka 
record,  shown  by  form  No.  5,  printed  upon  light  buff  cardboard,  should  accompany 
each  history  card.  Under  ordinary  conditions  the  four  cards,  when  filled  out,  w*3 
constitute  the  complete  history  of  a  given  highway. 

"Material  record  form  No.  3  should  be  of  great  assistance  in  correlating  senlu 
results  with  the  actual  quality  of  the  materials  of  construction;  and  while  the  can" 
itself  does  not  contain  a  complete  record  of  tests,  all  of  the  information  neeesav; 
to  quickly  secure  such  records  is  given.  The  last  column  headed  Physical  Character- 
istics would  contain  the  results  of  some  of  the  most  important  physical  testa  such  si 
abrasion  and  absorption  for  brick,  loss  on  abrasion  and  toughness  for  stone,  penetrance 
for  asphalt,  etc 

"Traffic  record  form  No.  4  and  the  tally  form  are  of  course  two  distinct  racers*. 
the  former  being  a  summary  of  a  number  of  the  latter. 

"  History  of  physical  condition,  form  No.  5,  should  constitute  a  dated  record  wfcks 

would  cover  such  information  as  disintegration,  nature  and  probable  cause,  dssplsc*- 

*  surface,  ruts,  potholes,  waves,  etc;    condition  in  summer,  soft  or  otherwise: 

in  winter  or  when  wet,  slippery  or  otherwise;    nature  of  wear,  eoaditkB 

curbs,  edgings,  shoulders  and  rails;  wear  on  curves  and  steep  grades;  and 

ous  classes  of  traffic 
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Form  No.  1. — General  Data  and  Original  Construction 

Highway    No Type , 

Specifications,  year Title,  Type  No.  or  Item  No 

flame County 

jBa&h miles feet feet  width sq  yds. 

2rown Max.  grade Traffic 

Population Total 

Contract  awarded Work  started 

Contract  date  completion Contract  completed .'.... 

Contractor Address 

Mature  sub-grade Natural  drainage 


Concrete  foundation  course . 
aib.  bottom  course .....'.. 

bottom  course , 

Pop  or  wearing  course , 

>tber  items 

grading  cost , 

^rsdnage  cost , 

Total  pavement 


Depth, 
Inches 


Total 
Cost 


Cost,  Square  Yard 


►rig.  eont.  cost Eng'rs  est, 

iupplel  eont.  cost Eng'rs  est. 

Ens;.  &  adv.  chrgs Eng'rs  est . 

*otal  highway  cost Eng'rs  est. 


.  State  share 

.County  share. . . . 
.Town       \     , 
Village     /  snare- 
.Total  cost 


"Note. — This  form  should  be  printed  on  white  cardboard.     For  reconstruction  this 
prra  shall  be  printed  on  yellow  cardboard  and  the  heading  changed  to  read  general 

iata  and reconstruction.    Blank  space  should  be 

Bled  in  with  First,  Second,  Third,  etc,  as  the  case  may  be. 


Form  No.  2. — Maintenance  and  Repairs 

I>ate 

Ag- 
Highway 

Character  of  Work  and  Remarks 

Total 
Cost 

Cost 

Square 

Yara 

m 

J 

Note.    This  form  should  be  printed  on  the  back  of  form  No.  1,  both  on  white  and 
«ilow  cardboard. 


Form  No.  3.— Materials:   Original  Construction,  Reconstruction  and  Maintenance 
Bffhway  No 


Year 

Ma- 
terial 

Geolog- 
ical or 
Trade 
Name 

Specifi- 
cation 
Number 

Name 
or  Num- 
ber of 
Item 

Sample 
Number 

Date 

Cost 

Re- 
sults 

Physical 
Char- 
acter- 
istics 

Note.     This  form  should  be  printed  on  front  and  back  of  light  green  cardl 
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Highway  No. 


Comparison  of  Roads  and  Pavements 
Form  No. 4— Traffic  Record 


Sect  *4 


Date 

Station 

Weather 

Motor  cycle* 

Motor  runabouts 

Touriny  car*,  aputn  or  dosed. 

Motor-trucks,  empty 

Motor-trucks,  loaded 

MiffWWfWOlU 

Total  motors 

One-horse  vehicles 







~ 

Two-  or  three-horse  vehicles,  empty 

Two-  or  three-horse  vehicles,  loaded 

Four-  or  more  horse  vehicles,  empty 

Four-  or  more  horse  vehicles,  loaded 

Miscellanftous . .    

Total  horse  drawn 

Grand  total . . . , 

Clans 

Nora.    This  form  should  be  printed  on  front  and  back  of  light  pink  cardboard. 


Form  No.  5.— History  of  Physical  Condition  of  Highway 


Highway  No . 


Date 

*                       Genera]  Description 

Nora.     This  form  should  be  printed  on  front  and  back  of  light  buff  cardboard 

Records  of  Cost  Data  are  essential  if  an  intelligent  comparison  is  to  \* 
made  of  the  relative  value  of  different  types  of  roads  and  pavements. 

Lewis  (21)  states  that  "Cost  records  of  highway  work  should  indicate  as  dssife 
as  possible  the  proportion  of  the  expense  chargeable  to: 

1.  Permanent  betterments,  such  as  land  purchases,  grading,  the  im|ini  uiiiiiaf  d 
lines  and  grades,  masonry  and  steel  bridges  and  culverts.  This  part  of  the  work  essi 
done  may  be  considered  permanent  or  sufficiently  durable  to  outlast  mora  than  a  sisffc 
generation. 

2.  Curbing,  gutter  pavement,  fencing,  guard  rails,  wooden  bridges,  concrete  founda- 
tion, planting,  etc,  all  of  which  may  need  periodical  repairs,  but  will  probably  last  9 
years  at  least. 

ft    The  roadway  surface,  which  will  begin  to  deteriorate  at  once,  and  will  need  ©a* 
attention  and  periodical  renewal, 
-ach  piece  of  work  the  records  should  include: 
character  and  first  cost  of  the  materials, 
of  delivery  on  the  work,  with  kind  of  transportation  and  distance  hauled. 
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8.  Cost  of  labor  of  all  dam  and  the  quality  of  same. 

4.  Cost  of  present  value  of  plant  and  equipment,  with  allowance  for  depreciation 
frw»  to  the  work  under  construction  and  not  previously  marked  off. 
6-  All  overhead  charges,  including  engineering  and  inspection. 

6.  Cost  of  bonds,  permits,  etc 

7.  All  delays  due  to  weather,  failure  to  receive  materials,  strikes,  or  other  causes. 

8.  A  precise  description  of  the  methods  employed  and  of  the  surface  treatment  of 
the  road. 

9.  A  statement  as  to  the  results  obtained,  the  probable  causes  of  failures  or  un- 
■atiafactory  work,  and  the  means  employed  to  correct  or  remedy  them. 

10.  The  manner  in  which  the  funds  to  pay  for  the  work  are  raised,  whether  by  cash 
appropriations,  by  the  issue  of  bonds,  with  length  of  term  and  rate  of  interest,  or  by 
money  advanced  in  anticipation  of  the  collection  of  assessments  for  benefit." 

Form  of  Record  for  Data  Concerning  the  Use  of  Highway  Materials,  as 
recommended  by  the  Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc.  C.  E.,'  in  its 
1918  Rep.  (6c).  "  The  following  forms  of  records  are  recommended  for  the 
use  of  Highway  Engineers.  They  cover  both  bituminous  and  non-bitumi- 
nous materials.  Altho  combined  in  a  single  table,  it  is  believed  that  the 
data  for  different  kinds  of  road  surface?  can  advantageously  be  placed  on 
separate  sheets  or  cards  for  convenient  filing  and  reference." 


General  Information 

State County Town  or  City . 

Road  or  street Limits  of  improvement 

Xjength  of  improvement,  in  feet 

'Width  of  crust  or  pavement,  in  fee4*  average 

Area  of  crust  or  pavement,  in  square  yards 

Kind  of  surface  and  foundation 

Percentage  of  grade,  maximum  percent Minimum  percent 

Amount  of  crown,  maximum ,  minimum . . . . ,  Nature  of  subgrade 

Maximum  and  minimum  air  temperature  during  year 

Hours  of  working  day Labor  wage  per  hour 

Contractor 

Dates  of  beginning  and  completion  of  improvement 

Class  of  highway  or  nature  of  traffic 


For hours,  being  the  average  of 

and on 

Location  of  point  of  observation . . . 


Traffic  Census 

.  .observations  taken  between  the  hours  cf 


One-horse  vehicles , 

Two-  or  three-horse  vehicles , 

Four-  or  more  horse  vehicles 

Motor-cycles 

Motor-runabouts 

Motor-touring  cars,  open  or  dosed 

Motor-buses 

Motor-trucks 


*  Estimate,  in  pounds,  of  maximum  Toad  per  inch  of  tire. 


Commercial  "Vehicles 

Weight* 

Passenger 
Vehicles 

Empty 

Loaded 
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Construction  and  Cost  Details 


A.  Foundation.  (1)  Material;  (2)  thickness;  (8)  cost  per  square  yard;  (4)  ^Si- 
mated  life,  in  years. 

B.  Wearing  Course.  (1)  Material;  (2)  thickness;  (8)  sise  of  block  or  brisk; 
(4)  kind  and  amount  of  bituminous  cement;  (5)  kind  of  joint;  (€)  proportions  of 
aggregate;  (7)  cushion  or  binder  course;  (8)  first  cost  per  square  yard;  (9)  file,  ha 
years;  (10)  average  annual  maintenance  cost  per  square  yard  during  life  of  wesrieg 
course. 

C.  Traffic  Data.  (1)  Tons  per  year,  2000  lb.;  (2)  average  tons  per  yard  of  widtit; 
(8)  proportion  of  tonnage  on  metal  tires;  (4)  proportion  of  C-8  on  tares  2  in  or  ks 
in  width. 

Items  of  Cost  for  Each  Square  Yard.    Foundation:   materials;    labor, 
intendenee;  overhead,  including  interest  on  plant,  depredation,  etc    Wearing 
materials;   labor;   superintendence;   overhead,  including  interest  on  plant, 
ation,  etc. 

Data  per  Square  Yard 

A-3.     First  cost  of  foundation 

A-5.    Annual  interest  and  sinking  fund  for  foundation 

A-6.     Total  annual  cost  of  foundation 

£-10.  Annual  maintenance  cost  of  wearing  course 

£-11.  Annual  interest  and  sinking  fund  for  wearing  course 

£-12.  Total  annual  cost  of  wear  ingcoune 

AS  +  £-12 
Yearly  cost  per  1000  tons  of  traffic- — 1000  - 

Non-Bituminous  Materials 

The  following  data  or  such  parts  as  apply  to  a  particular  road  or  street  eetud  be 
incorporated  on  the  sheet  or  card  containing  the  data  immediately  preceding,  or  cooM 
be  placed  on  a  separate  sheet  or  card  containing  the  results  of  tests  and  analyses. 

Broken  Stone  and  Broken  Slag.  Name  and  origin;  specific  gravity;  absorption 
of  water  per  cubic  foot;  abrasion,  percentage  of  loss;  toughness;  cementation;  erasV 
ing  strength  per  square  inch;  mechanical  analysis;  percentage  of  voids,  loose  sad 
compacted. 

Gravel.  Location;  specific  gravity;  abrasion,  percentage  of  loss;  cementation; 
mechanical  analysis;  percentage  of  voids,  loose  and  compacted. 

Sand.  Location;  specific  gravity;  mechanical  analysis;  percentage  of  void* 
loose  and  compacted;  tensile  strength  in  cement  briquettes,  as  compared  with  staadarf 
Ottawa  sand. 

Mixtures  of  Sand  or  Other  Fins  Highway  Materials  with  Broken  Srao, 
Broken  Slag,  or  Gravel.  Specific  gravity;  mechanical  analysis;  percentage  a* 
voids,  loose  and  compacted. 

Paving  Brick.  Composition;  name  of  manufacturer;  rattler  test,  percent**) 
of  loss. 

Stone  Block.  Name  and  origin;  specific  gravity;  absorption  of  water  per  cask 
foot;  abrasion,  percentage  of  loss;  toughness;  hardness;  crushing  strength  p* 
square  inch. 

Wood  Block.  Character  of  wood;  weight  of  blocks;  soundness;  rings  per  rasa* 
inch;  quantity  of  preservative;  absorption  of  water  after,  treatment.  Charaekr 
of  preservative:  Specific  gravity  at  25°  C  (77°  F);  specific  gravity  at  38°  C  (100°  Ft; 
solubility  in  benzol  or  chloroform;  water  content.  Distillation  of  preservative:  Dp 
to  170°  C;  170°  to  200°  C;  200°  to  210°  C;  210°  to  285°  C;  285°  to  270*  C;  270°t» 
300°  C;  300°  to  815°  C;  315°  to  356°  C. 

Portland  Cement.    Loss  on  ignition,  percentage;   insoluble  residue, 
iflc  gravity,  retained  on  200-mesh  sieve,  percentage;  retained  on  100-mesh 
'--re;  steam  test;  initial  set,  time  in  minutes;  final  set,  time  in  minutes;  tnsSt 
-eat,  24  hr;    tensile  strength,  neat,  7  days;    tensile  strength,  1:3  Ottsss 
nt;  tensile  strength,  1:3  Ottawa  sand,  28  days;  compressive  strength,  pff 
;   constancy  of  volume. 
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Mechanical  Analysis 


Percentages  by 

Weight 


teasing  200-mesh  neve. 
Ii—iiii  100-mesh  neve, 
teasing  80-mesh  sieve, 
te—iiij  60-mwh  sieve, 
teasing  40-mesh  sieve, 
fusing  80-mesh  sieve, 
tearing  20-mesh  sieve, 
tearing    10-mesh  sieve, 

1  'in  screen 
lK-in  screen 
l&in  screen 

2  -4n  screen 
2H-in 
8    -in 
SH-in 


retained  on  200-mesh  sieve, 
retained  on  100-mesh  sieve, 

retained  on  80-mesh  sieve, 

retained  on  50-mesh  sieve, 

regained  on  40-mesh  sieve, 

retained  on  80-mesh  sieve, 

retained  on  20-mesh  sieve, 

retained  on  10-mesh  sieve, 

retained  on  K-in  screen . 

retained  on  H-in  screen . 

retained  on  Jtf-in  screen . 

retained  on  1    -in  screen, 

retained  on  1  K-in  screen . 

retained  on  1  H-in  screen . 

retained  on  2    -in  screen . 

retained  on  2  J4-in  screen . 

retained  on  8    -in  screen , 


Bituminous  Materials 

The  following  forms  are  given  as  illustrations  of  those  to  be  used  for  recording  the 
properties  of  bituminous  materials. 

Asphalt  Cements  for  bituminous  Macadam,  Bituminous  Concrete,  Asphalt 
Slock  and  Sheet-Asphalt  Pavements  and  Fillers  for  Brick  and  Stone  Block 
Pavements.  Trade  name;  manufacturer;  general  characteristics;  specific  gravity 
It  26°  C  (77°  F);  flash  point.  Solubility  in  CSj,  carbon  disulphide:  Organic  matter 
baoluble;  inorganic  matter  insoluble.  Solubility  of  bitumen  in  CCI4,  carbon  tetra- 
chloride; solubility  of  bitumen  in  petroleum  naphtha;  penetration  4°  C  (89°  F),  200 
I,  1  min;   penetration  25°  C  (77°  F)  100  g,  6  sec;  penetration  46°  C  (115°  F),  60  g, 

5  sec;  float  test;  melting  point  by  ring  and  ball  method;  ductility  at  4°  C  (39°  F); 
iuctuity  at  25°  C  (77°  F) ;  fixed  carbon  content;  parafline  content.  Loss  on  evapor- 
fction  at  168°  C  (326°  F),  5  hr;  penetration  of  residue  4°  C  (39°  F),  200  g,  1  min; 
penetration  of  residue  25°  C  (77°  F),  100  g,  5  sec;  penetration  of  residue  46°  C  (115°  F), 
50  g,  5  sec;  melting  point  of  residue,  by  ring  and  ball  method;  float  test  on  residue; 
ductility  of  residue  at  4°  C  (39°  F);    ductility  of  residue  at  25°  C  (77°  F). 

Tab  Cements  for  Bituminous  Macadam  and  Bituminous  Concrete  Pave- 
ments and  Fillers  for  Brick  and  Stone  Block  Pavements.  Trade  name;  manu- 
facturer; general  characteristics;  water;  specific  gravity  at  25°  C  (77°  F);  flash 
point;  solubility  in  CSi,  carbon  disulphide;  specific  viscosity,  Engler;  melting  point, 
by  cube  method;  float  test.  Distillation  by  weight  and  by  volume:  Up  to  110°  C; 
110°  to  170°  C;  170°  to  235°  C;  235°  to  270°  C;  270°  to  300°  C;  specific  gravity 
of  total  distillate  at  25°  C  (77°  F);  melting  point  of  residue,  by  cube  method;  float 
test  on  residue. 

PROPERTIES   OF  PAVEMENTS 

5.    First  Cost  of  Pavements 

The  pavements  that  will  be  considered,  for  illustrative  purposes,  are  the 
regular  oblong  granite  blocks,  with  bituminous  and  gravel,  and  cement- 
grouted  joints;  sheet-asphalt,  with  a  wearing  surface  2  in  thick  and  binder 
1  in  thick;  vitrified  brick,  the  joints  being  filled  with  bituminous  material 
or  Portland  cement  grout;  treated  wood  blocks,  and  Bitulithic,  all  laid  on 

6  in  of  Portland  cement-concrete.  The  discussion  is  too  general  to  take 
up  in  detail  the  different  methods  of  laying  the  various  kinds  of  pavement, 
altho  of  course  in  actual  wear  that  would  be  very  material. 

The  first  cost  of  pavements  will  vary  very  materially  in  every  locality 
and  a  different  apportionment  must  accordingly  be  made  for  every  change 
in  price.     The  cost  will  vary,  too,  in  addition  to  this,  in  accordance  with 
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general  conditions  as  well  as  competition  or  variation  in  price  of  the  mate- 
rials. The  following  figures  are  based  upon  what  would  be  considered  avtagi 
prices  per  sq  yd  in  New  York  City  under  ordinary  conditions,  altho  th*j 
are  somewhat  higher  than  bids  received  in  1915:  Granite  block,  S3  JO; 
wood  block,  $3.50;  sheet-asphalt,  $2.00;  brick,  $2.25;  Bitulithic,  $2& 
Note:  The  price  of  the  brick  and  the  Bitulithic  is  estimated,  as  neither  d 
these  materials  is  laid  to  any  extent  in  New  York  City. 

Bituminous  Pavements.  Blanchard  (8),  gives  the  average  cost  of  oanstrodai 
a  bituminous  surface,  using  H  gal  per  sq  yd  with  either  an  aaphaltie  or  a  tar  prodart, 
or  a  combination  of  the  two,  aa  7  cents  per  sq  yd,  bat  that  the  cost  of  bttiiiiiismi 
concrete  pavements  varies  with  the  kind  and  quantity  of  bituminous  malarial 
used,  the  character  of  the  aggregate,  and  the  type  of  construction  employed,  aj 
an  illustration  of  that  he  gives  the  cost  of  one  type,  which  he  describes  in  detafl, 
as  being  from  25  to  35  cents  in  excess  of  water-bound  macadam,  and  for  two  etaa 
types,  with  mineral  aggregates  of  broken  stone  and  sand,  with  or  without  other  fiat 
material,  at  $1  to  $2.25  per  sq  yd,  including  the  foundation  course  and  tight  grams* 

Crosby  (8)  states  that  the  cost  of  building  a  bituminous  macadam  parens* 
using  \\i  to  2>i  gal  of  bituminous  material  per  sq  yd,  averages  between  15  and  8 
cents  per  sq  yd  over  and  above  the  cost  of  water-beund  macadam  under  the  sass 
conditions. 

There  are  a  great  many  different  kinds  of  bituminous  pavements  and  the  com 
vary  very  materially.  On  a  large  contract  for  a  bituminous  concrete  pavement  eav 
structed  around  the  Aahokan  Reservoir  in  New  York  State,  where  the  road  crust  mi 
formed  of  stone  passing  over  a  H  in  screen  and  thru  a  1H  m  screen,  the  stone  beat 
properly  heated,  and  mixed  with  an  asphaltic  cement  so  that  the  resulting  mixta* 
contained  between  5  and  1Vi%  of  bitumen,  the  surface  after  rolling  being  covens* 
with  a  seal  coat  of  hot  asphaltic  cement  at  the  rate  of  a  little  less  than  1  gal  per  sq  jL 
the  cost  was  $1.01  per  sq  yd  for  a  surface  2  in  thick. 

In  the  Borough  of  Queens,  New  York  City,  100  miles  of  roads  were  surfaced 
bituminous  concrete  pavement,  known  in  that  locality  as  the  Topeka  mixture, 
aggregate  ranging  from  less  than  10%  passing  a  2-mesh  sieve  to  from  5  to  11% 
a  200-mesh  sieve,  the  finished  pavement  containing  between  7  and  11%  of  bi 
and  costing  from  $1  to  $1.25  per  sq  yd  for  2  in  of  thickness.  In  1914  roads  of  taa 
character  were  laid  in  New  York  State  by  the  State  Highway  Department  at  a  en* 
of  85  to  95  cents  per  sq  yd. 

In  New  York  State  in  1914  bituminous  macadam  pavements  8  in  thick  constructs* 
by  the  penetration  method  were  laid  at  a  cost  of  50  to  60  cents  per  sq  yd.  Breed  (If) 
states  that  in  1916  the  average  cost  of  water-bound  macadam,  on  484  highways,  «s§ 
$0,648  per  sq  yd;  and  of  bituminous  macadam,  on  134  highways,  was  $0,871. 

In  Massachusetts,  in  1914,  using  2*4  gal  per  sq  yd  of  Bermudes  asphalt,  the 
cost  of  bituminous  macadam  was  from  65  to  80  cents  per  sq  yd  for  a  2-in  ttosV 
ness.  A  road  crust  composed  of  oil  asphalt  and  gravel,  using  18  gal  of  asphalt  » 
I  cu  yd  of  gravel  and  spreading  so  as  to  have  a  thickness  of  2  in  after  rotting,  wm 
laid  at  a  cost  of  80  to  35  cents  per  sq  yd;  while  with  oil  asphalt  and  sand,  mixed  asi 
spread  to  a  depth  of  4  in  after  rolling,  the  cost  was  from  64  to  60  cents  per  sq  ji 
Using  the  penetration  method,  with  tar  instead  of  asphalt,  and  with  2\i  gal  per  n 
yd  of  surface,  2  in- thick  after  rolling,  the  cost  was  45  to  65  cents  per  sq  yd.  Ins* 
planation  of  these  variations  of  cost  it  can  be  said  that  gravel  cost  80  cents  per  a 
yd  and  trap  rock  $2.50  per  ton. 

Cement-Concrete  Pavements.    When  the  traffic  of  a  road  is  so  heavy  that  a  fattaa* 

nous  concrete  crust  does  not  seem  to  be  proper,  recourse  is  had  to  more  durable  am* 

terials,  and*  asphalt  blocks,  brick,  and  even  granite  block  are  used.     It  aometssa 

occurs  too  that,  even  if  under  ordinary  conditions  a  bituminous  concrete  would  bt 

suitable,  the  local  conditions  are  such  that  Portland  cement-concrete  or  brick  «3 

be  more  economical  in  the  long  run.    Portland  cement-concrete  has  come  into  ytsj 

-™eral  use  since  1910,  and  is  now  used  to  a  large  extent  in  all  states  where  good  rasSf 

Wng  built.     While  their  first  cost  is  somewhat  greater  than  for  soma  types  a? 

nous  road  crusts,  their  durability  makes  cement-concrete  pavements  an  eeonosf 

terial,  when  ultimate  cost  is  considered.    The  first  cost  varies  a  good  ***  si 

t  localities. 
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In  Wayne  County,  Mich.,  where  cement-concrete  pavements  first  received 
sneril  recognition  and  where  they  are  being  used  almost  entirely  in  road  con- 
traction, all  materials  have  to  be  brought  from  out  of  the  county,  even  the  water 
pith  which  the  concrete  is  mixed  is  piped  long  distances,  so  that  the  cost  is  neoss- 
au-fly  great.  These  roads  cost  on  an  average  about  $1.35  per  sq  yd.  On  Michigan 
kve.,  where  the  concrete  was  laid  an  average  depth  of  7  in  and  mixed  in  the  pro- 
lortlon  of  1  part  of  cement  to  1H  parts  of  sand  and  8  parts  of  gravel,  the  cost  was 
pi  .47  persqyd. 

In  Massachusetts  cement-concrete  roads  laid  in  1914,  with  an  average  depth  of 
r>tf  to,  cost  from  $1.40  to  $1.55  per  sq  yd;  while  in  New  York  State,  in  the  same  year, 
Hth  a  mixture  of  1  part  of  cement  to  lH  parts  of  sand  and  8  parts  of  broken  »tone, 
ike  cost  was  $1  per  sq  yd,  for  a  depth  of  6  in.  Breed  (10)  states  that,  in  1916,  the 
Kverage  cost,  on  20  highways,  was  $1,121  per  sq  yd. 

Brick  Pavements.  Vitrified  brick  has  been  used  extensively  in  the  Central  West, 
asurticularly  in  localities  where  it  is  manufactured  and  especially  in  the  vicinity  of 
Cleveland.  Brick  roads  vary  in  cost  according  to  the  transportation  charges,  as  the 
trick  is  exceedingly  heavy,  and  freight  charges  make  a  material  charge  against  the  cost 
it*  the  road.  In  the  vicinity  of  Cleveland  the  cost  has  been  from  $1  to  $1.10  per  sq 
fd,  not  including  foundation. 

Conclusion.  Assigning,  then,  values  to  these  different  materials  in- 
versely as  the  cost,  granite  block  has  a  value  of  2,  wood  block  4,  sheet- 
asphalt  4,  brick  3,  and  Bitulithic  3.  These  values  are  local  and  must  be 
changed  for  each  city. 

6.    Cost  of  Maintenance  of  Pavements 

The  cost  of  repairs  to  pavements  varies  greatly  in  different  cities.  It  is 
governed  principally  by  the  character  of  the  material,  nature  and  amount 
t>i  traffic,  and  the  condition  in  which  the  streets  are  kept.  In  America 
[very  few  satisfactory  records  are  available  on  this  subject.  Few  cities 
keep  their  accounts  in  such  a  manner  that  it  is  possible  to  tell  how  much 
tnoney  has  been  spent  on  different  pavements.  Then,  too,  officials  of 
different  cities  have  different  standards  of  repair.  One  city  will  not  tolerate 
.what  is  considered  good  in  another.  Then  some  cities  have  only  a  certain 
sunount  of  money  and  the  figures  given  would  show  that  sum  rather  than 
*rhat  was  necessary  to  keep  the  pavements  in  repair. 

Stone  Block  Pavements.  England.  Brodie,  City  Engineer  of  Liverpool,  esti- 
aamte*  that  6-in  stone  blocks  will  sustain  a  traffic  of  9  432  000  tons  per  yard  of  width 
.before  being  worn  out,  and  that  the  life  of  the  pavement  will  be  governed  by  the  amount 
of  traffic  each  year. 

The  stone  block  pavements  of  Parbb  in  1911  cost  18  cents  per  sq  yd. 

Wood  Block  Pavements.  Wood  (4)  gives  tne  cost  of  repairs  to  wood  block  pave- 
ment as  2  cents  per  sq  yd.  This,  however,  is  very  much  less  than  the  cost  in  London 
iproper,  where  it  is  given  as  20  cents  per  sq  yd  on  the  average,  altho  some  streets  cost 
as  high  as  48  cents. 

In  Lbipsic,  Germany,  the  cost  of  keeping  the  wood  block  pavements  in  repair  for 
16  years  after  a  guarantee  period  of  6  years  was  5  cents  per  sq  yd  for  hard  wood  block 
and  10  cents  for  soft  wood  blocks. 

In  Paris,  in  1011,  the  repairs  to  wood  block  pavements  cost  26  cents  per  sq  yd. 

In  Vienna  the  cost  of  repairs  to  soft  wood  block  pavements  is  given  as  11  cents 
persq  yd. 

Unithd  Statu.  In  America,  treated  wood  block  pavements  have  not  been  laid 
long  enough  to  get  information  as  to  the  cost  of  repairs,  but  in  1912,  from  reports  of 
the  principal  cities  using  wood  blocks  to  any  great  extent  in  this  country,  it  was  found 
that  at  that  time  almost  nothing  had  been  expended  for  repairs  due  to  actual  wear 
and  tear  of  pavement.  For  instance,  the  first  creosoted  wood  block  pavement,  on 
Tremont  St.,  Boston,  had  been  in  use,  1912, 12  years  and  had  cost  nothing  for  repairs, 
and  it  was  stated  by  the  engineer  of  the  Boston  pavements  that  the  same  was  true  of 
14  000  sq  yd  of  other  wood  block  pavement  laid  about  the  same  time.    Pavements 
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laid  in  Brooklyn,  N.  Y.,  the  oldest  of  which  at  that  time  had  been  in  ose  10 
had  cost  on  an  average  0.05  cent  per  sq  yd  per  year,  altho  it  was  stated  by  the  < 
in  charge  that  practically  all  of  these  repairs  were  doe  to  causes  other  than 
tear.  In  Brooklyn  in  1914  the  cost  <J  repairs  due  to  wear  and  tear  only  on  67 169 
sq  yd  of  wood  block  pavement  was  0.7  cent  per  sq  yd.  In  the  Borough  of  Manhattan, 
New  York  City,  there  were  three  streets  in  1912  that  had  been  out  of  guarantee  S  year* 
having  been  kept  in  repair  5  years  without  cost  to  the  city.  One  of  these  streets  «es 
of  heavy,  one  of  medium,  and  one  of  light  traffic     The  heavy  traffic  street  had  cost 

7  cents  per  sq  yd  per  year,  and  the  average  of  all  had  been  6  cents  per  sq  yd  per  yav; 
but  the  cost  of  repairs  due  to  wear  and  tear  was  on  the  heavy  traffic  street  only,  wtsta 
is  a  wholesale  street  in  the  business  section.  Minneapolis,  Minn.,  reported  that  ob 
1  000  000  sq  yd  of  wood  block  pavements,  all  laid  by  the  city  and  the  first  in  1MB, 
the  greater  part  of  the  material  being  Norway  pine  and  tamarack,  the  coat  in  1911 
was  less  than  0.1.  cent  per  sq  yd.  In  St.  Louis,  in  1909,  repairs  to  60  000  sq  yd  oi. 
wood  block  pavement,  laid  in  1908,  cost  $2.10,  and  in  1911  the  same  50  000  sq 
yd  cost  less  than  0.2  cent  per  sq  yd,  so  that  the  total  cost  of  repairing  the  50  MO 
sq  yd  of  wood  block  pavement  the  first  9  years  they  were  laid  was  0.2  cent  per  sq  j4 
These  pavements  were  all  on  light  traffic  streets. 

Rock  Asphalt  Pavements.  London.  The  average  cost  of  keeping  in  repair  tat 
rock  asphalt  pavements  of  London  is  30  cents  per  sq  yd  per  year,  but  one  contract  vet 
made  for  repairing  the  rock  asphalt  pavement  on  Cheapside  for  15  years,  after  it 
had  been  laid  2  years,  at  a  price  of  56  cents  per  sq  yd  per  year. 

In  Glasgow,  Scotland,  the  cost  of  repairing  rock  asphalt  pavements  ranges  fan 

8  to  20  cents  per  sq  yd  per  year. 

In  Paris  in  1911,  the  cost  of  repairing  rock  asphalt  pavements  was  19.5  cents  par 
sq  yd. 

Sheet-Asphalt  Pavements.  United  States.  In  Brooklyn,  N.  Y.,  in  1914,  the  cost 
on  5  875  000  sq  yd  was  2  cents  per  sq  yd,  but  0.4  cent  of  this  was  due  to  causes  otbar 
than  wear  and  tear.  On  railroad  streets  the  cost  was  3.4  cents  and  on  streets,  what 
there  were  no  tracks,  1.9  cents  per  sq  yd.  In  Buffalo,  the  cost  of  repairs  in  1911  for 
sheet-asphalt  was  8.17  cents  per  sq  yd,  but  in  a  series  of  years  the  cost  had  bean  8.7S 
cents  for  48  000  000  sq  yd. 

Bituminous  Macadam  and  Bituminous  Concrete  Pavements.  In  Massachusetts  n 
1914  the  cost  of  repairs  to  450  000  sq  yd  of  bituminous  macadam,  heavy  hot  on  benf 
used  in  the  construction,  the  work  having  been  done  between  1911  and  1914,  wm 
$0.0119  per  sq  yd.  The  lowest  cost  on  any  one  of  these  roads  was  $0.0043  per  sq  yd. 
on  a  road  where  the  traffic  consisted  of  about  200  automobiles  and  75  vehicles  win 
steel  tires  per  day.  The  highest  cost  was  $0.0234  per  sq  yd,  on  a  road  where  ist 
average  traffic  was  about  the  same  as  on  the  above,  but  the  material  used  was  sot 
supposed  to  be  of  so  good  a  quality.  On  the  same  kind  of  a  road,  but  where  asphtft 
was  used  instead  of  oil,  the  cost  on  80  000  sq  yd  was  $0.0044  per  sq  yd.  The  highs* 
cost  on  these  roads  was  $0.0233  per  sq  yd,  on  a  road  which  had  been  down  but  1  ye* 
and  where  the  average  daily  traffic  consisted  of  850  automobiles  and  90  vehicles  vie 
steel  tires.  On  the  same  type  of  road  as  the  above,  but  where  tar  was  used  and  wast 
the  work  had  been  completed  2  years,  the  cost  on  42  000  sq  yd  was  $0.0064  per  sq  yi 
On  a  bituminous  gravel  concrete  road  crust,  where  asphalt  was  used,  the  cost « 
20  000  sq  yd  built  in  1913  was  $0.0098  per  sq  yd.  On  a  tar  concrete  road  crust  cot- 
structed  in  1910  the  yearly  cost  had  been  $0.0049  per  sq  yd,  including  a  seal  coat  d 
tar  oil  applied  alter  the  pavement  had  been  down  2  years. 

Brick  and  Cement-Concrete  Pavements.  It  is  extremely  difficult  to  obtain  msdi 
data  regarding  repairs  to  brick  and  concrete  pavements.  See  Sects.  20  and  21.  Mais- 
tenance  costs  per  square  yard  on  twelve  different  brick  pavements  in  New  York  Sua 
has  varied  from  $0,000  to  $0,052;  only  one,  however,  cost  nothing.  The  lowest  cost 
of  any  where  a  figure  is  given  is  $0.0014.  The  average,  not  figuring  yardage,  «■ 
$0.0168.    These  roads  have  been  in  use  from  2)4  to  6  years. 

On  13  concrete  pavements  that  had  been  laid  from  1  to  2  years,  and  sarfsesl 

with  a  preparation  of  tar,  the  cost  ranged  from  $0,000  to  $0.0691  per  sq  yd.    On  oae 

navamaQt,  however,  that  had  been  laid  2  years  and  had  received  a  surface  tieaUsest 

*he  cost  of  repairs  was  $0.0544  per  sq  yd.    The  average  lor  the  13  roath 
> 

lcrete  pavement  in  Wayne  County,  Mich.,  K.mfle  long,  9  ft  wide,  isad- 
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mg  southerly  from  the  town  of  Wayne,  the  cost  of  repairs  in  5  years  was  but  $26, 
md  the  road  in  1914  was  in  good  condition.  The  Chairman  of  the' Board  of  Road 
Zoramiasionero  of  that  county  states  that  it  is  expected  that  their  pavements  will 
tost  on  an  average  not  more  than  $30  per  mile  per  year  for  repairs. 

Comparison  of  Maintenance  Costs.  Table  II  shows  the  cost  of  repairs  to  different 
duds  of  pavements  and  road  crusts  in  the  City  of  Liverpool  as  worked  out  by  Brodie, 
be  cost  being,  as  will  be  seen,  not  only  per  yard  of  surface,  but  also  in  tons 
t£  traffic  per  mile.  These  figures  are  valuable  and  probably  the  only  ones  of  the 
c&d  that  are  available. 

Table  II 


Pavement 


ft-in  Sets. 
l_in  Sets. 


ELsvrdwood 

3oftwood 

4-in  Pitch  macadam 

7-in  Water-bound 
macadam 

7-in  Water-bound 
macadam,  tar 
sprayed 


Tons 

^axd 
Width 

per 
Annum 


624  000 
160  000 

162  000 
204  000 
120  000 

120  000 


120  000 


18 
60 
Est 

17 
18 
11 


Life 
Tonnage 

^Sd 
Width 


9  432  000 
7  600  000 

2  764  000 

3  672  000 
1  820  000 

120  000 


240  000 


Cost 

Square 

Yard 

of  Surface 


10/— ($2.48) 
7/6d($1.88) 

13/6d($3.29) 
8/6d($2.07) 
3/— ($0.73) 


1/— ($0.24) 


Annual  Cost 

Including 

Proportion 

of  Capital 

and  Mainte- 
nance per 

Square  Yard 


8* id  ($0.18) 
3Md($0.07) 

12  Hd  ($0.26) 
7Hd($0.16) 
8Md($0.07) 

9d      ($0.18) 


6d      ($0.12) 


-o 


u 

s 


34.0 
24.0 

7.4 
16.6 
20.6 

7.6 


11.4 


Cost  in 
Pence 

per 

Traffic 

per 

Mile 


(cent) 
.029  (0.06) 
.040  (0.08) 

.136(0.27) 
.064  (0.13) 
.048  (0.10) 

,182(0.27) 


.090  (0.18) 


Notb.    Tonnages  on  Roads  Board  basis,  except  that  exceptionally  heavy  traffic  is 
based  on  estimated  total  actual  weights. 

Conclusion.    The  values  assigned,  therefore,  for  maintenance,  are:  Granite 
block  10,  wood  block  8,  sheet-asphalt  6,  brick  6,  and  Bitulithio  6. 


7.    Annual  Cost  of  Pavements 

An  engineer*who  has  charge  of  the  construction,  maintenance  and  re- 
newal of  a  large  amount  of  pavement  will  be  governed  more  by  ultimate 
economy  than  first  cost.  He  must  take  into  consideration,  too,  the 
interruption  to  travel  by  too  frequent  repairs.  A  material  that  might  be 
figured  out  as  economical,  even  if  short-lived,  by  reason  of  its  cheapness 
both  of  first  cost  and  renewal,  might  require  so  much  attention  as  to  be 
an  actual  nuisance. 

Annual  Cost  Formula.  Taking  the  costs  and  lives  of  the  different  pave- 
ments as  stated  in  Sects.  5,  6  and  8,  the  actual  annual  expense  of  each  for  a 
period  as  near  50  years  as  will  be  convenient  for  each  material  can  be  easily 
maintained  and  compared  by  the  formula: 

A   +  CI  +  T;  —  ANNUAL  EXPENSE, 

N 

in  which  A  represents  the  sinking  fund  to  be  paid  each  year  to  equal  C 
at  the  end  of  N years;  C,  the  first  cost  per  square  yard;  J,  the  rate  of  interest; 
R,  the  estimated  total  cost  of  repairs  if  distributed  over  the  entire  life  of 
the  pavement;  and  N,  the  life  in  years  of  the  proposed  pavement. 


1340 


Comparison  of  Roads  and  Pavements 


For  Granite  Block  Pavement:    C  -  $8.60;  / 
25  years. 

Substituting  in  the  equation,  $0,084  +  0.14  + 


0.04;   R  -  2.00;  A 


Sect,  34 
0.084;  N- 


200 
25 


$0,304  FOB 


For  the  second  period,  assuming  the  value  of  the  concrete  to  be  $0.70  per  aq  yd, 
making  the  coat  of  relaying  $2.80  per  aq  yd,  the  annual  expense  is  found  as  before  to 
be  $0.2512,  or  for  60  years  an  average  of  $0.2776. 

For  Wood  Block  Pavement:     C  =  $3.50;   /  =  0.04;   R  -  1.00;  A  =  0-1176;  NU 

20  years. 

1.00 
Substituting,  $0.1176  +  0.14  +  -rr-  =»  $0.3076  for  first  period;  for  second  feus) 

$0.24604,  and  for  50  years  an  average  of  $0.2706. 

For  Sheet-Asphalt  Pavement:  C  =  $2.00;  /  -  0.04;  R  =-  0.72;  A  -  0.0714; 
N  -  18  years. 

72 
Substituting,  $0,078  +  0.08  +  —  -»  $0,198  for  first  period. 

For  any  subsequent  period,  assuming  the  cost  of  repaying  to  be  $1.25  per  aq  yi 
the  expense  will  be  $0.13876  per  sq  yd,  and  for  54  years  an  average  of  $0.1685. 

For  Brick  Pavement:  C  -  $2.25;  /  -  0.04;  R  =  0.60;  A  -  0.1123;  tf-tf 
years. 

Substituting,  $0.1128  +  0.09  +  0.04  -  $0.2428  FOR  FIRST  PERIOD. 

For  any  subsequent  period,  assuming  cost  of  repaying  to  be  $1.55  per  sq  yd,  a* 
annual  expense  will  be  $0.1798,  or  an  average  for  45  years  of  $0.20  per  year. 

For  Bitulithic  Pavement:  C  -  $2.36;  /  -  0.04;  R  «  0.72;  A  =»  0.09165;  X- 
18  years. 

Substituting,  $0.09165  +  0.094  +  0.04  *  $0.22566  FOR  FIRST  PERIOD. 

For  any  subsequent  period,  the  cost  will  be  $0.17035,  or  an  average  of  $0.19  for 
64  years. 

Table  III  shows  the  above  results  condensed. 


Table  m 


Material 

First  Cost  per 
Square  Yard 

Expense  per  Sq  Yd 
for  First  Period 

Expense  per  Sq  Yd 
for  50  Yean 

Granite  block 

Wood  block 

$3.60 
3.50 
2.00 
2.26 
2.35 

$0.3040 
0.8076 
0.1980 
0.2423 
0.2257 

$0.2726 
0.2706 

Brick 

•       0.1585* 
0.2000t 

Bitulithic 

0.1900* 

♦54  years.     \A5  years. 


Conclusion.  These  estimates  give  to  granite  block  a  value  of  21 ,  creosotsi 
wood  block  16,  brick  12,  sheet-asphalt  15,  and  Bitulithic  15  which  are,  d 
course,  the  same  as  given  for  durability,  see  Art.  8. 

8.    Durability  of  Pavements 

The  life  of  these  pavements  varies  greatly  according  to  conditions,  » 

that  any  conclusion  must  be  extremely  general.     For  instance,  a  granite 

block  pavement  could  be  laid  upon  a  residential  street  where  the  tra£c 

was  light  and  where  it  would  last  almost  indefinitely.     On  the  other  haad. 

^t-asphalt  pavement  could  be  laid  on  a  street  where  the  traffic  was  heavy 

vhere  its  life  would  be  measured  by  months  almost  rather  than  by  yeai* 

stated  by  the  engineer  in  charge  of  the  pavements  of  Paris  that  oa 
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certain  streets  rock  asphalt  pavements  would  not  last  more  than  2  years 
while  on  others  it  would  last  13  or  14  years.  In  considering  the  durability 
of  different  kinds  of  paving  material  as  a  whole  it  must  be  assumed  that 
all  of  the  streets  of  the  city  are  paved  with  such  material  as  is  particu- 
larly adapted  to  the  needs  of  each  street,  and  that  a  heavy  traffic  street 
is  paved  with  a  material  suitable  for  heavy  traffic,  and  a  light  traffic 
street  with  a  material  that  is  inexpensive  but  is  sufficient  for  the  needs  of 
the  street.  There  are  two  ends  to  all  pavements,  a  physical  and  an  eco- 
nomic end.  The  former  comes  when  the  material  is  so  worn  out  that  it 
cannot  be  repaired  and  must  be  relaid;  the  latter  when  the  cost  of  repairs 
is  so  great  that  it  will  be  economy  in  the  end  to  relay  at  once.  The  former 
test  will  generally  be  applied  to  stone,  block,  brick,  or  wood  block  pave- 
ments, and  the  latter  to  sheet-asphalt. 

When  a  pavement  is  made  of  moderately  sized  parts  of  practically  the 
same  character,  the  wear  on  the  parts  is  about  the  same  over  the  greateT 
part  of  the  surface,  and  to  repair  it  requires  taking  up  the  old  material  and 
replacing  it  with  new  rather  than  adding  to  the  material  itself  on  the  st-cet 
The  necessity  of  these  repairs,  and  their  extent,  can  generally  be  determined 
by  an  inspection,  but  when  a  pavement  is  made  up  of  parts  so  small  that 
they  must  be  consolidated  into  a  continuous  whole  it  is  different.  Sheet 
pavements,  like  sheet-asphalt  and  Bitulithic,  wear  away  by  degrees  and  can 
be  added  to  in  whatever  quantity  it  may  be  desired  and  their  physical 
life  prolonged  indefinitely. 

The  Economic  Test  to  Ascertain  When  Repairs  Must  be  Stopped  and  a 
Hew  Pavement  Laid  is  as  follows:  Assume'  a  street  to  be  paved  and  to 
have  arrived  at  such  a  condition  that  the  expense  of  keeping  it  in  repair 
is  so  great  that  the  question  arises,  shall  it  be  repaved  or  repairs  continued? 
This  question  can  be  settled  by  the  following  formula  discussed  in  Art.  7: 

A  +  CI  +  —  ~  annual  bzpbnbb  of  nbw  pavbment.    Take,  for  instance, 

N 

a  sheet-asphalt  pavement,  and  let  N  ■»  18  years,  C  «  S2,  J  =  4,  and  R 
—  $0.72.  Then  A  will  equal  80.0702  and  the  equation  becomes  $0.0702  + 
0.08  +  0.04  «  $0.1902,  or  if  the  street  be  repaved,  it  will  cost  annually 
SO.  19  till  it  is  renewed.  Consequently  if  the  life  of  sheet-asphalt  be  cor- 
rectly assumed  at  18  years,  it  should  not  be  repaved  until  the  annual  cost 
approaches  $0.19  per  sq  yd.  Assuming  the  life  to  be  20  instead  of  18  years 
and  applying  the  formula  as  before,  the  annual  cost  will  be  reduced  to 
$0.1872  per  sq  yd.  This  is  the  scientific,  the  engineering,  and  the  only  true 
way  of  telling  when  a  sheet-asphalt  pavement  should  be  relaid.  The  only 
element  to  modify  this  principle  is  the  inconvenience  to  traffic  and  property 
owners  on  the  street  are  put  to  while  repairs  are  being  made.  The  deter- 
mination of  this  must  be  made  in  each  case.  But  the  principle  of  the  for- 
mula is  correct,  and  when  cities  have  had  a  larger  experience  with  sheet- 
asphalt  pavements,  and  repair  accounts  are  kept  in  a  more  intelligent 
way,  there  will  be  no  difficulty  in  determining  the  variables. 

life  of  Pavements.  The  lives  of  different  paving  materials  are  governed  by  many 
different  conditions  aa  is  illustrated  by  statements  relative  to  how  long  the  different 
pavements  last  in  various  dties. 

Wood  Block  Pavements.  England.  In  London,  a  wood  block  pavement  on  the 
Strand,  from  Trafalgar  Square  to  Charing  Cross,  was  relaid  in  1918  after  it  had  been 
in  use  for  12  years.  It  is  extremely  doubtful  if  there  is  another  street  in  the  world 
that  sustains  as  great  a  traffic  as  this  street  per  yard  of  width,  altho  the  tires  of  the 
vehicles  are  mostly  of  rubber  and  the  wear  and  tear  on  the  blocks  are  probably  not 
as  great  as  in  other  cities  with  less  traffic  but  where  the  vehicles  are  steel-tired. 
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The  life  of  another  wood  block  pavement  in  London*  on  Graoechurch  St..  laid  hi 
1913,  was  estimated  by  the  assistant  engineer  of  the  city  at  5  years,  aJtho  the  coo- 
tractor  estimated  it  at  15  years.  Wood  (4)  states  that  the  Local  Government 
Board  of  London  has  defined  the  life  of  soft  wood  block  pavement  at  7  years  and 
of  hard  wood  block  at  10  years.  Wood,  however,  states  that  if  the  actual  life  of  tea 
wood  pavements  in  London  had  been  considered,  it  would  be  found  that  there  woasJ 
be  a  very  small  amount  that  had  been  removed  within  10  years,  and  that  the 
life  would  more  probably  be  12  to  15  years.  But  referring  to  actual  wear  he 
that,  from  his  observations,  it  has  been  found  that  the  life  of  the  best  Swedish  safe 
wood  block,  with  a  traffic  of  100  tons  per  ft  effective  width  of  roadway  per  day,  would 
be  0.061  in  per  annum.  This  is  a  positive  and  definite  statement,  and  if  a  «un«it^  stand- 
ard of  traffic  could  be  obtained,  such  a  statement  would  be  of  greater  and  very  positive 
value.  Brodie,  City  Engineer  of  Liverpool,  estimates  that  a  soft  wood  block  pave- 
ment will  sustain  a  traffic  of  8  672  000  tons  per  yd  of  width,  and  in  that  way  he  figures 
out  the  life  of  a  pavement  with  its  known  traffic.  These  statements  aastitne  that  the 
pavement  will  wear  out  rather  than  rot  out,  and  if  the  amount  of  traffic  comes  during 
the  physical  life  of  the  pavement,  this  may  be  true,  but  if  it  is  distributed  over  a  long 
term  of  years,  it  is  questionable  whether  the  assumption  would  hold  good.  In  ShefiVM, 
England,  the  average  life  of  wood  block  pavement  is  about  13  years.  It  is  amid  that 
on  the  Edgeware  Road,  Hampstead,  England,  where  the  traffic  amounts  to  abost 
10  000  vehicles  of  all  kinds  in  12  hr,  the  actual  wear  on  Jarrah  paving  blocks  in  C 
years  amounted  to  only  M  in.  In  Birmingham,  England,  the  wear  on  the  cieuautei 
Swedish  wood  blocks  in  the  business  streets  was  said  to  be  about  Jtf  in  per  annum. 

Germany.  In  Berlin  it  is  considered  that  the  soft  wood  block  pavement  wiH  but 
12  years  and  the  hard  wood  two  or  three  times  as  long,  altho  the  latter  has  not  bees 
laid  to  any  great  extent  In  Breslau,  on  light  traffic  streets,  wood  block  pavement  a 
said  to  have  lasted  25  years. 

In  Paris  the  life  of  the  wood  block  pavement  on  the  Champs  filysees  is  about  ? 
years,  while  the  average  over  the  entire  city  is  8  years.  It  must  be  remembered,  how- 
ever, that  in  Paris  as  a  rule  the  heavy  traffic  streets  are  paved  with  wood  blocks. 

In  Melbourne,  Australia,  it  is  said  that  red  gum  blocks,  on  fairly  heavy  trssse 
streets,  in  some  instances  lasted  24  years;  and  in  South  Melbourne,  on  a  fairly  heavy 
traffic  street,  with  annual  tar  painting,  the  blocks  had  lasted  22  years  and  are  sol 
in  use.  On  another  street  the  blocks  had  been  laid  and  in  use  12  years  with  no  apparent 
wear;  the  surface,  however,  had  been  tarred  and  sanded  each  year. 

On  Clinton  Ave.,  Brooklyn,  N.  Y.,  a  portion  of  a  wood  pavement  was  takes  us 
after  it  had  been  in  use  10  years,  when  the  wear  was  found  to  be  K  in*  The  traffic 
on  this  avenue  is  fairly  heavy.  The  blocks  were  of  long  leaf  yellow  pine,  treated  w£a 
creosote  and  rosin. 

Rock  Asphalt  Pavements.  England.  With  a  rock  asphalt  pavement,  Wool 
estimates  that  a  traffic  of  100  tons  per  day  per  ft  of  width  of  pavement  will  wear  the 
pavement  0.02  in  per  annum.  Knowing  the  amount  of  traffic,  the  life  of  the  pavement 
can  readily  be  deduced.  It  is  difficult  to  ascertain  what  is  considered  as  the  life  rf 
rock  asphalt  pavements  m  many  foreign  cities,  as  long  maintenance  contracts  are  ma* 
which  cover  more  than  simple  repairs. 

Sheet-Asphalt  Pavements.  United  States.  In  America  very  little  data  has  bee 
kept  which  will  give  information  of  much  value.  In  the  report  of  the  Bureau  tf 
Engineering  of  Buffalo  for  the  year  ending  June  30,  1913,  when  over  1  000  000  eq  yt 
of  pavement  had  been  replaced,  the  average  age  of  the  pavements  relaid  on  streee 
where  there  were  no  car  tracks  was  18.29  years,  and  on  streets  with  car  tracks  ltfi 
years,  and  the  average  age  of  all  was  17.48  years.  In  the  City  of  Washington,  D.  C 
the  life  of  a  sheet-asphalt  pavement  is  taken  as  20  years. 

Stone  Block  Pavements.  Europe.  What  has  been  said  of  sheet-asphalt  is  trae 
as  to  the  life  of  stone  block  pavements,  altho  in  general  the  officials  of  different  foreigs 
cities  give  the  average  life  of  granite  block  pavements  as  follows:  Glasgow,  60  juw  i 
Edinburgh,  30  years;  Liverpool,  30  years;  Paris,  80  years.  These  figures,  eves  2 
correct,  could  not  be  applied  to  this  country,  as  many  residential  streets  ht  Europaaa 
cities  are  paved  with  stone,  so  that  the  life  of  the  pavements  is  unduly  Ions;. 

~" in  States.    From  data  collected  from  American  cities  the  estimated  fife  at 

ik  is  taken  at  25  years,  creosoted  wood  block  at  20  years,  brick  at  16 
't  at  18  years,  and  Bitulithic  at  18  years. 
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Rates  of  Wear  of  Pavement  Under  Known  Weights  of  Traffic  (17) 


Brooklyn  Bridge 

Penn.  K.  R.  Perry  at  foot 

Cortland  St.  roadway. . . . 
D.  I*  &  W.  Ry.  Entrance  at 

West  23rd  St 

Atlantic  Ave.  Ferry  at  foot 

Whitehall  St 

13th  St.  and   7th  Ave.  to 

Greenwich  St 

14th  St.  from  Ave.  A  to  B . . 
Slat  St.  from  Lexington  to 

3rd  Ave 


Kind  of 
Pavement 

Tons 

in 

24 
Hours 

Road'y 
Width 

in 
Feet 

Tons 

per 
Foot 

per 

24 

Hr. 

Annual 
Wear 

in 
Inches 

Granite 

4172 

8 

622 

0.2600 

Wood 

2801 

10 

280 

0.4870 

Granite 

6509 

21 

309 

0.0202 

Wood 

1004 

14 

72 

0.0601 

Sheet-asphalt 
Sheet-asphalt 

1660 
2000 

80 
40 

55 
60 

0.1000 
0.1470 

Rock  asphalt 

1500 

80 

60 

0.1108 

Rate  of 
Wear 


per 
L00T< 


Tons 


0.0490 

0.2117 

0.0065 

0.0696 

0.1820 
0.2940 

0.2206 


Table  V. — Consensus  of  Opinion  of  Canadian  Engineers  as  to  Durability  (11a) 


Pavement 


Small 
Repairs 


Extensive 
Repairs 


Complete 
Recon- 
struction 


Asphalt  block 

Asphalt  concrete 

Bltulithic 

Brick 

Cement-concrete 

Scoria  block  and  stone 

Sheet-asphalt 

Untreated  wood  block. 
[Treated  wood  block. . . 


Years 
6  to  10 

4  to 

5  to 
8  to 
5  to 

10  to 
4  to 
3  to 
8  to 


6 
8 

10 
8 

16 
8 
5 

10 


Years 
10  to  12 

6  to  8* 
10  to  15 
10  to  16 
10  to  12 
15  to  20 
10  to  15 

6  to  10 
12  to  15 


Years 
12  to  15 
8  to  10* 

15  to  20  , 

16  to  18 
15  to  18* 
20  to  30 
15  to  18 
10  to  12 
15  to  18* 


♦These  pavements  have  not  attained  an  age  in  Canada  sufficient  to  place  the  figures 
?eyond  conjecture. 

• 

Opinions  of  Canadian  Engineers  as  to  Nature  of  Deterioration  (11a). 

"Asphalt  Block:  Edge-wear  forming  holes  and  cobbles;  worn  pavement  noisy  and 
roxd  to  keep  clean;  disintegration  of  bottom  of  blocks. 

"Asphaltic  Concrete:  Wears  in  holes;  susceptible  to  marking  in  hot,  sunny 
sneather. 

"  BiTUUTmc:  Wears  evenly,  with  a  tendency  to  holes  under  heavier  traffic;  sus- 
ceptible to  surface  marks  in  hot  weather. 

"Brick:  Edge-wear  and  cobbling  under  heavy  traffic;  increased  noise  and  un- 
emitariness  as  wear  increases;   when  worn  badly  it  slows  down  traffic. 

"  Shbbt-Asphalt:  Wears  slowly  into  large  holes  or  patches;  heavy  traffic  causes 
tits;   cracks  hasten  deterioration. 

"  Wood  Block:  Rots  rapidly  if  untreated*  retarding  traffic;  treated  block  wears 
lowly  and  evenly;  frost  intrusion  causes  buckling. 

"Stonb  and  Scoria  Block:  Wears  gradually  into  holes  and  cobbles;  unsanitary 
irhen  roughened. 

"  Ckmbnt-Concrbte:  Wear  is  slow  and  even  if  well  placed;  cracking  and  chipping 
levelop  otherwise." 

Conclusions.  In  view  of  the  data  at  hand,  granite  block  is  given  a  value 
>f  21,  wood  block  16,  brick  12,  sheet-asphalt  15,  and  Bitulithic  15. 
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9.    Easiness  of  Cleaning  Pavements 

Some  figures  have  already  been  given  showing  the  benefits  of  smooth 
pavements  when  they  are  to  be  cleaned.  How  necessary  this  is  can  be 
recognised  from  a  statement  made  by  a  committee  of  the  Society  of  Arts. 
London,  in  1875,  to  the  effect  that  at  that  time  it  was  estimated  that  1000 
tons  of  horse  manure  was  being  dropped  daily  upon  the  streets  of  Tendon 
This  had  to  be  taken  up  and  removed  to  avoid  being  incorporated  into  the 
human  system  thru  the  respiratory  organs.  These  figures,  too,  would  be 
revised  as  applied  to  1918  on  account  of  the  use  of  the  automobile  both  for 
nleasure  and  for  business.  Other  refuse  of  all  kinds,  however,  collects  upon 
the  streets,  and  the  pavement  that  uniformly  presents  a  hard,  smooth  and  even 
surface  is  cleaned  at  much  less  expense  than  one  that  is  rough  and  uneven. 

In  1907  a  Commission  in  New  York  City  appointed  by  the  Mayor  to  investigate  the  en- 
tire matter  of  street  cleaning  made  a  report  from  which  the  following  quotation  is  taken, 

"There  is  a  very  marked  difference  between  the  quantity  of  dust  left  upon  the 
pavements  of  various  kinds.  Thus,  if  the  average  volume  and  weight  collected  Iron 
the  sheet-asphalt  pavement  is  called  100,  the  relative  quantities  from  other  kinds  of 
pavements  were: 


From  sheet-asphalt. 
From  asphalt  block. 
From  wood  block  *. 
From  granite  block. 


Volume 


100 

100 

180 

182 

332 

145 

1081 

912 

♦It  should  be  said  that  the  wood  block  pavement  on  which  the  examination 
made  is  one  of  the  oldest  of  its  kind  in  the  city,  and  its  surface,  being  uneven,  caught 
and  held  an  unusual  quantity  of  dust.  Wood  block  pavement,  when  comparatively 
new,  should  compare  favorably  with  asphalt  block  pavement  in  its  freedom  from  dn* 
retaining  qualities. 


"After  careful  consideration  of  all  the  facts  available,  the  average  relative  coat  cf 

cleaning,  equally  well,  the  various  kinds  of  pavement  in  use  in  the  city  under  similar 

conditions  of  repair,  is  estimated  as  follows: 

Sheet-asphalt  pavement 100 

Wood  block  pavement,  new 106 

Asphalt  block  pavement US 

Brick  pavement 120 

Wood  block  pavement,  old 126 

Medina  block  pavement ISO 

Granite  block  pavement. 140 

Belgian  block  pavement 160 

Cobblestone  pavement 8000 

"On  the  assumption  of  100  cleanings  per  year  it  may  be  shown  that  the  anon! 

cost  of  cleaning  equally  well  a  mile  of  each  of  the  pavements  named,  over  what  ft 

would  be  if  sheet-asphalt  were  substituted,  would  be  as  follows: 

Wood  block  pavement,  new 920 .  40 

Asphalt  block  pavement,  average  condition 79 .  20 

Brick  pavement 105 .00 

Wood  block  pavement,  old 132 .  00 

Medina  block  pavement 168 .  40 

Granite  block  pavement 211 .20 

Belgian  block  pavement 264 .  00 

^-Kkiestone  pavement 1584.00" 

^ia.     Connell  (12)  gives  the  average  cost  of  cleaning  different  kinds  of 
1000  sq  yd  in  1914  as  follows:    Granite  block,  $0,245;   brick,  S&Zir. 
1.217;  sheet-asphalt.  $0,187. 
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Conclusions.  Taking  all  things  into  consideration,  granite  block  is 
given  a  value  of  10,  wood  block  14,  sheet-asphalt  14,  brick  15,  and  Bitulithic 
14,  always  upon  the  assumption  that  the  pavements  are  kept  in  good  con- 
lition. 

10.    Resistance  to  Traffic  on  Pavements 

Many  experiments  have  been  made  to  determine  the  force  necessary  to 
iraw  a  given  load  over  roads  and  pavements  of  different  character.  The  most 
>f  them,  however,  were  made  many  years  ago,  and,  while  doubtless  correct 
it  the  time,  were  made  upon  pavements  so  entirely  different  in  character 
ind  construction  that  they  are  not  of  much  value  at  the  present  time, 
rhe  tractive  force,  or  the  power  necessary  to  move  vehicles  or  loads,  is 
aeasured  generally  in  pounds  per  ton.  In  order  to  start  a  load  that  is 
tationary  the  power  must  be  strong  enough  first  to  overcome  the  inertia 
►f  the  load,  then  the  rise  in  the  grade,  if  it  be  up-grade,  and  then  to  over- 
tome  the  friction  of  the  moving  load.  The  amount  of  power  necessary 
o  draw  a  load  up  a  given  grade  can  be  figured  theoretically,  but  so  many 
[liferent  conditions  must  be  taken  into  consideration  that  figures  are  not 
if  much  value.  A  great  many  experiments  have  been  made  at  different 
imes  to  ascertain  the  resistance  to  traffic  on  the  different  pavements,  but 
he  results  have  differed  greatly.  This  can  easily  be  understood  when  it  is 
emembered  how  different  the  tractive  force  necessary  to  move  a  load 
n  any  pavement  varies  according  to  the  condition  of  the  pavement.  The 
ractive  force  required  to  move  a  load  on  a  sheet-asphalt  pavement  in  per- 
e-ct  condition  would  vary  according  to  the  temperature  of  the  pavement 
Ad  the  weight  of  the  load.  If  it  were  so  light  as  not  to  sink  into  the  sheet- 
•sphalt,  no  matter  how  soft  it  might  be,  there  would  be  no  particular  dif- 
srence,  but  in  the  summer  time,  under  the  heat  of  the  sun,  as  a  rule  all 
heet-asphalt  pavements  soften  so  that  the  tractive  force  is  greatly  increased. 
)n  a  block  pavement,  whether  stone,  wood,  or  brick,  the  relative  smoothness 
f  the  pavement  has  everything  to  do  with  the  tractive  force  required  to 
aove  a  load.  The  general  surface  of  a  stone  pavement  can  be  smooth, 
>ut  if  the  blocks  themselves  are  bunchy*,  it  will  often  be  necessary  to  lift 
he  wheel  possibly  #-in  over  a  bunch,  when  on  a  dressed  block  the  surface 
rould  be  smooth  and  the  tractive  force  required  much  less. 

Experiments  can  be  made,  of  course,  under  conditions  that  will  give  comparative 
asults.  At  the  Atlanta  Exposition,  in  1895,  the  U.  S.  Dept.  Agr.  made  some 
xperiments  which  resulted  in  giving  a  traction  of  26  lb  for  poor  sheet-asphalt, 
4  lb  for  cobblestone,  42  lb  for  poor  block  pavement,  88  lb  for  the  best  macadam,  and 
20  lb  for  loose  sand.  Haupt  (18),  in  1889,  gave  results  varying  from  10  lb  for  iron 
rams  to  400  lb  for  sand,  the  pavements  being:  sheet-asphalt  15,  good  Belgian  block 
8,  stone  block  80,  French  macadam  40,  good  cobble  183  to  66.  Certain  other  exper- 
iments for  sheet-asphalt  under  different  conditions  ranged  from  15  to  26.  The  opinion 
tnong  engineers  is  that  the  tractive  force  varies  inversely  as  the  diameter  of  the  wheels, 
at  some  say  inversely  as  the  square  root  of  the  diameter.  W.  Hewitt,  of  England, 
tys:  "From  experiments  made  with  Eastren  and  Anderson's  horse-dynamom- 
ser  at  the  Royal  Agricultural  Show  in  1874,  a  slightly  greater  ratio  than  inversely 
i  the  diameter  was  given,  and  hence  inversely  as  the  diameter  is  the  more  correct 
lew  of  the  two."  See  Sect.  4. 
Test  With  Motor-Truck  by  Kennelly  and  Shmig  (20).      "By  tractive  resistance 

meant  the  horizontal  force  necessary  to  apply  to  the  truck  in  order  to 
iep  it  at  a  constant  speed  in  still  air  after  deducting  axle  frictions  and  internal- 
lechanism  losses.  It  is,  therefore,  the  reactive  force  offered  by  the  truck, 
Burned  internally  frictionless,  in  overcoming  the  road,  tire  and  still-air  resistances 
i  a  level  surface.  It  may  be  expressed  either  in  pounds  weight  per  short  ton  of  *"*■' 
ovfng  mass,  or  in  kilograms  per  metric  ton,  or  in  percent  equivalent  grade.    ' 
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rating  being  86  by  2ij  in  (SIS 
by  63. S  mm).     The  lau  wm 

U  £     nearly     u     possible,     corata.: 

J**  muiml  speed,  in  alternate  * 

£  rections,  over  selected  lengths 

"The  following  urban  paw- 

Spnd-Km  par  Br     ,  Enenta  are  enumerated  in  tat 

«       1       in      li      li      is      h      (s      ii        order  of  their  desirability  fnr 

BpHd-Miba  nr  Br  veh'ele  operation  f  mm  the  pcsst 

Fig.  1.    Summary  of  Tractive  Resistance  Testa        °'  view  of  tractive  resistance  u 

12.1  miles  per  hr.  u  found  ■ 

this  investigation.      (1)  Asphalt,  (2)  wood  block,  (3)  hard  amooth  macadam,  <4)  brie*. 

(6)  granite  block  with  cement-filled  joint*,  (6)  cinder.  (7)  gravel,  (8)  granite  block  win- 

sand-filled  joint*  [nee  Fig.  1).     The  presence   of  a  layer  of  dual,  a*y  1  on  thick,  a 

a  fair  macadam  road,  was  found  to  increaae  the  equivalent  grade  of  tractive  reaiataacr, 

at  aapeed  of  20  mile*  02-1  km)." 

Conclusion*.  From  all  these  figures  it  is  believed,  taking  into  consider- 
ation the  varying  conditions  under  which  all  testa  were  made,  as  well  as  ihr 
improved  character  of  pavements  at  present,  and  remembering  that  tht 
resistance  to  traffic  increases  very  much  on  tho  bituminous  pavements  in 
hot  weather,  that  the  following  values  should  be  assigned:  Granite  block  1>. 
wood  block  14,  brick  15,  sheet-asphalt  11,  and  Bitulithic  12. 

11.    SUpperiness  of  Pavements 

A  great  many  conditions  affect  this  property,  such  aa'cleanliness,  tempera- 
ture, condition  of  the  pavement,  whether  wet.  damp,  or  dry,  etc  Wool 
block  pavement,  for  instance,  while  dry,  is  not  slippery,  but  while  wet  * 
exceedingly  so,  especially  if  not  clean.  Then,  too,  materials  can  belaid  a 
such  a  way  as  to  modify  materially  the  normal  slipperiness  of  the  pavement 
It  is,  however,  an  important  quality,  as  it  affects  directly  the  efficient? 
of  tberhorses,  if  the  vehicles  are  horse-drawn;  and  if  motor  vehicles,  a  pave- 
ment may  often  become  so  slippery  us  to  be  impassable. 

Haywood  made  aome  very  extended  observations  as  to  alipperineen  in  Londca  a 
1S73.  Without  attempting  to  cite  in  detail  the  experiments  made,  the  rondos** 
can  be  given.  The  true  order  of  ilipperinen  is  that  a  horse  would  travel  132  rati* 
so  granite  block,  191  miles  on  rock  asphalt,  and  446  miles  on  wood  block  withe; 
accident-  It  must  be  understood,  however,  that  the  asphalt  referred  to  wan  the  Earr 
pean  rock  asphalt,  which  is  mora  slippery  than  the  American  sheet-asphalt,  and  that 
thesoft  woods  used  in  Europe  are  much  less  slippery  than  those  in  America.  TrnaisiTfcs- 
trated  in  Berlin,  where  the  business  section  is  almost  entirely  paved  with  rock  aankait 
but  on  the  approaches  to  the  bridges  over  railroad  tracks  and  the  River  Spree,  wherr 
then  Is  a  grade  possibly  of  2%,  wood  block  pavement  is  always  laid.  In  sunuaiat 
up  Haywood  said:     "Taking  the  whole  group  of  conditions  Into  account,  the  reek 
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Maximum 
Grade 


asphalt  was  the  most  advantageously  placed,  the  wood  block  was  the  next  so,  and  the 
granite  was  the  worst  placed.  On  the  average  of  the  whole  60  days'  observations, 
the  granite  block  was  found  to  be  most  slippery,  the  asphalt,  next  so,  and  the  wood 
the  least.  Separating  the  accidents  under  these  conditions  of  surface  as  regards 
moisture,  it  appears  that  rock  asphalt  was  most  slippery  when  merely  damp,  and  safest 
when  dry;  that  granite  block  was  most  slippery  when  dry,  and  safest  when  wet;  that 
wood  block  was  most  slippery  when  damp,  and  safest  when  dry." 

Greene,  in  1885,  had  a  series  of  observations  made  in  ten  of  the  principal  cities  of 
the  United  States  to  determine  the  relative  slipperiness  of  pavements.  From  these 
results  it  was  decided  that  on  pavements  in  _         „, 

American  cities  a  horse  would  travel  272  Table  VI 

miles  on  wood  block,  413  on  granite  block, 

and  583  on  aheet-asphalt  without  an  acd-  Kind  of  Roadway 

dent.     The  accidents  were  divided  also  ^ ^^___ m^_mm_ 
into  falls  upon  the  knees,  falls  upon  the  Gravel 
haunches,  and  complete  falls.    On  a  rough  Broken  stone  .7  . . '. . . 

pavement  falls  upon  the  knees  should  not  Bituminous  surface 

be  wholly  charged  to  slipperiness,  as  a  Bituminous  macadam 

great  many  must  be  caused  by  stumbling.  Bituminous  concrete 

Greene  found  that,  of  a  total  of  84  falls,  68  SJSJSHjjJJlll 

were  upon  the  knees.    Assuming  that  one-  BrJck  oement     ^ '  fa* .[  \  \  \ 

half  of  the  latter  were  stumbles  only,  the  Brick,  bituminous  filler 

deduction  would  be  that  a  horse  would  Stone  block,  cement  grout  filler 
travel  698  miles  on  granite  block  without  Stone  block,  bituminous  filler. . 

an  accident  due  to  slipperiness.     These  Wood  block 

results,  of  course,  are  general.  

The  Spec.  Com.  Mat.  Road  Cons.,  Am.  Soc.  C.  E.  (6c)  recommend,  in  1918,  the  max- 
imum limits  for  grades  for  different  kinds  of  roads  and  pavements  as  given  in  Table  VI. 

Table  VII.— Number  of  Cities  Using  Maximum  Grades  Given  (7) 


Percent 


20      

16      

15      

14      

12      

11      

10      

9      

8      

7      

6.5 

6      

5      

4.5 

4      

3.6 

3      

2.6 

2      

1.6 

1 

0.5 

0.4 

Total  number  of 
cities 


Wood 

Grouted 

Sheet- 

Block 

Brick 

Asphalt 

»  • 

1 

*  • 

•  • 

1 

•  « 

■  • 

1 

*  • 

•  • 

•  • 

1 

1 

m  # 

1 

•  • 

m   m 

4 

•   • 

1 

1 

1 

4 

•   • 

3 

7 

9 

•   • 

#   B 

1 

8 

1 

4 

«   • 

5 

1 

3 

3 

1 

6 

1 

•    • 

*   • 

1 

1 

m   m 

•   • 

2 

1 

24 

21 

21 

Cement- 

Bitu- 

Bitu- 
minous 

Concrete 

minous 
Concrete 

Mac- 
adam 

1 

»    •  • 

•  • 

1 

•     m 

•  • 

1 

m     # 

1 

1 

1 

1 

1 

•  • 

1 

1 

4 

•    • 

1 

2 

1 

2 

2 

3 

3 

. 

1 

•   • 

1 

8 

2 

3 

3 

2 

3 

•    • 

1 

•  • 

1 

■    ■ 

•  ■ 

2 

•   • 

*  • 

•  • 

1 

•  • 

•  • 

•   ■ 

■    • 

•  * 

»  ■ 

19 

20 

17 

Water- 
bound 
Mac-, 
adam 


1 
4 
1 
2 
3 
8 


2 


19 


Conclusions. 
given  a  value  of 


From   these  and  personal  observations,  granite  block  is 
7,  wood  block  4,  sheet-asphalt  5,  brick  6,  and  Bitulithic  6. 
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12.    Favorabieness  to  Travel  on  Pavements 

This  is  a  difficult  property  to  reduce  to  a  cash  basis.  Some  engineers 
say  that  the  amount  of  noise  made  by  driving  a  wagon  over  different  kinds 
of  pavements  shows  the  relative  amount  of  damage  caused  to  the  wagon. 
While  this  may  seem  a  strange  standard,  it  is  a  logical  one,  as  it  is  well 
known  that  the  smoother  the  pavement  the  less  noisy  it  is. 

Investigations  in  the  United  States.  In  response  to  an  inquiry  as  to  the  difference 
in  wear  and  tear  to  delivery  wagons  and  hones  when  the  sheet-asphalt  pavements  of 
Brooklyn,  N.  Y.,  were. increased  from  15  to  65  miles  in  a  total  pavement  mileage  ef 
about  600,  two  of  the  largest  dry  goods  firms  said:  (1)  "We  desire  to  say  that  there  is 
a  very  appreciable  difference  in  our  wear  and  tear  account  since  the  increase  of  asphah 
pavements.  No  more  damage  has  been  done  to  our  horses,  and  of  course  it  goes 
without  saying  that  the  saving  to  wagons  must  be  very  great;"  (2)  "We  beg  to  state 
that  the  effect  of  the  pavements  of  this  Borough  has  been  of  such  a  character  as  to 
save  us  considerable  wear  and  tear  on  our  wagons,  and  lameness  to  our  horses."' 

In  1896  the  Poughkeepsie  Cab  and  Transfer  Co.  of  Poughkeepeie,  N.  Y.,  said  n 
answer  to  an  inquiry:  "We  would  say  that  our  repair  bill  for  1895  was  50%  less  than 
in  1894,  and  our  shoeing  bill  42%  less  in  1895  than  in  1894.  We  attribute  thai  te 
a  great  measure  to  the  introduction  of  smooth  pavements  in  our  city."  Poughkeepsie 
at  that  time  had  about  28  000  sq  yd  of  asphalt  block  pavement. 

Investigations  in  London.  In  1889  the  following  two  questions  were  put  to  the  omat- 
0us  drivers  of  London:  1st.  Which  do  you  consider  the  best  form  of  roadway  to 
drive  over?  2nd.  Which  the  worst?  The  answers  were:  1st.  750  wood  block; 
219  macadam;  197  granite  block;  61  rock-asphalt.  2nd.  122  wood  block;  1  — >efit*ftT 
18  granite  block;  1045  rock-asphalt.  It  must  be  remembered,  however,  that  the  as- 
phalt pavement  is  that  laid  of  natural  rock  and  probably  subjected  to  as  bad  a  chnsssi 
for  slipperiness  as  that  of  any  city  in  the  world.  The  condition  in  which  a  pavemesi 
is  kept  affects  different  pavements  differently.  An  editorial  note  in  Engineering  m 
1876  says:  "Cornhill  was  blocked  for  nearly  an  hour  thru  the -falling  of  horses,  sal 
the  scenes  in  Cheapaide,  Eastcheap,  Mowgate  St.,  are  simply  disgraceful,  not  from  the 
fault  of  the  paving  of  the  roadway,  but  simply  because  it  is  not  kept  dean.**  Tha 
referred  to  rock  asphalt. 

Conclusions.  The  values  given  to  different  pavements  are:  granite 
block  2,  wood  block  5,  sheet-asphalt  4,  brick  3,  and  Bitulithic  4. 

13.    Sanitariness  of  Pavements 

There  is  a  great  difference  in  the  sanitary  value  of  the  pavements  under 
consideration. 

A  Committee  of  the  Society  of  Arts  in  London,  previously  referred  to,  made  the  fat- 
lowing  statement  on  this  point:  "In  urban  districts  which  have  been  well  drained 
with  proper  self-cleansing  sewers  and  freed  from  emanations  from  them,  fever  has  best 
found  to  lurk  in  those  quarters  where  the  surface  paving  and  surface  cfeaning  are  had- 
On  the  other  hand,  the  extension  of  impermeable  pavements  has  been  attended  wn* 
a  marked  reduction  of  malarious  disease." 

In  the  Old  City  of  New  York  the  number  of  deaths  in  1892  was  44  829,  and  in  1914 
in  the  same  area,  the  deaths  were  43  253,  altho  the  population  had  increased  from  ap- 
proximately 1  630  000  in  1892  to  3  296  197  as  estimated  by  the  Department  of  Heal* 
for  July  1,  1916.  This  is  a  remarkable  record,  and  while  of  course  it  is  accounted  far 
by  the  increase  in  sanitary  measures  as  a  whole,  the  result  has  been  attained  to  qaUt 
an  extent  by  the  laying  of  smooth  and  sanitary  pavements  on  the  East  Side  and  is  tfet 
tenement  districts,  where  the  population  Is  denser  than  in  any  other  city  in  the  woril 
It  has  been  possible  to  keep  the  streets  clean,  and  they  serve  largely  as  recre&tks 
grounds  for  the  people  in  the  evenings  and  on  Sundays. 

The  principles  given  above  are  unquestionably  correct,  and  consequently 

v  pavement  with  a  smooth,  impervious  surface  ranks  high.     Granite 

\  and  brick  come  under  that  head,  but  they  are  noisy,  and  noise  must 

nsidered  in  this  connection.     Noisy  streets  affect  one's  nervous 
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md  a  noiseless  pavement  should  be  laid  in  front  of  hospitals,  schools, 
thurches,  etc.  If  the  joints  of  a  pavement  are  open,  they  allow  moisture 
o  collect  and  street  refuse  in  general  to  accumulate.  This  latter  decays 
tnd  gives  off  not  only  offensive  but  dangerous  odors. 

Conclusions.  As  a  sanitary  pavement,  then,  granite  block  is  given  a 
'alue  of  9,  wood  block  13,  sheet-asphalt  12,  brick  10,  and  Bitulithic  12. 

PROPERTIES  OF  ROADS 

14.    General  Considerations  Relative  to  Roads 

The  construction  of  roads  in  America  did  not  receive  much  attention 
intil  about  1890,  when  the  question  of  good  roads  has  been  brought  into 
prominence  by  the  advent  of.  the  bicycle,  followed  by  the  introduction  of 
he  automobile  and  its  rapid  increase  both  for  pleasure  and  business  purposes. 
The  study  of  the  different  kinds  of  roads  is  more  difficult  than  that  of  pave- 
aents,  because  the  different  forms  of  road  construction  have  not  been 
tandardized,  even  when  the  same  materials  have  been  used,  and  not 
nough  data  has  been  collected  to  form  a  positive  and  definite  idea  of  the 
:urability  of  the  different  kinds  or  the  cost  of  maintenance.  The  principles 
lid  down  in  the  selection  of  materials  for  pavements  are  applicable  to  a 
ertain  extent  to  the  selection  of  materials  for  roads,  but,  if  possible,  the 
tudy  is  even  more  important,  as  in  the  question  of  pavements  a  street  that 
i  well  built  up  requires  a  pavement,  even  if  the  traffic  upon  it  is  not  great, 
or  sanitary  as  well  as  esthetic  reasons,  while  a  road  is  improved  simply 
n  account  of  its  traffic.  The  principles  proposed  for  road  materials  are 
hat  they  shall  be  cheap,  durable,  easily  maintained,  present  light  resistance 
o  traffic,  and  be  not  slippery.  Sanitariness,  easiness  of  cleaning,  and 
etvorableness  to  travel  are  not  of  great  importance,  as  the  roads  are  in  the 
ountry  and  built  up  to  a  very  slight  extent. 

Wear  of  Roads.  The  German  engineers  reported  to  the  3rd  Int.  Road  Cong,  that 
be  wear  of  road  surfaces  produced  by  fast  running  passenger  motor-cars  is  due  to  the 
allowing  causes:  The  abstraction  of  the  fine  and  finest  binding  and  filling  materials 
rom  the  roadway  by  the  suction  and  propulsion  produced  by  fast  revolving  wheels, 
rhich  is  the  cause  of  the  well  known  dust  nuisance  in  dry  weather  and  objectionable 
aud  slinging  in  wet  weather.  The  mechanical  crushing  of  the  road  material  by  the 
eavy  blows  at  very  high  speeds  from  the  steel  rivet  heads  or  studs  of  the  various  anti- 
lipping  devices  with  which  the  majority  of  motor-cars  are  now  fitted.  The  loosening 
f  the  top  layers  of  the  roadway  at  sharp  bends,  generally  on  the  inside,  by  the  gliding 
notion  of  the  tires  producing  abrasion  and  dislocation  of  the  road  material,  the  motion 
eing  due  partly  to  the  centrifugal  force  and  partly  to  the  rigid  connection  between 
rheels  and  axle.  Another  cause  which  they  held  responsible  for  the  abnormal,  violent 
eatruction  of  road  crusts  by  heavy  motor  traffic  are  the  iron  tires  with  which  some 
rotors  and  most  of  the  trailers  are  fitted.  It  was  said  that  all  engineers  are  asking 
or  regulations  specifying  that  heavy  motors  and  trailers  should  only  be  allowed  to 
e  built  with  rubber  tires;  that  it  is  a  fact  proved  by  experience  that,  owing  to  the  very 
&uch  higher  speeds  of  mechanically  propelled  wagons,  and  their  weights  being  usually 
teavier  than  those  of  wagons  drawn  by  animals,  they  absolutely  nun  macadamized 
Dads  with  their  iron  tires,  and  even  roads  paved  with  small  setts  are  damaged  by  them 
verywhere,  because  the  tires  chip  off  the  edges  of  the  stones.  It  was  stated  in  this 
aper  that  after  all  these  experiences,  which  extend  over  many  years  and  are  the 
une  everywhere,  one  is  bound  to  arrive  at  the  conclusion  that  heavily  laden  motor 
ragons  no  longer  wear  out  ordinary  macadamized  roads,  but  very  quickly  destroy 
hem.  This  leads  to  the  following  verdict,  which  will  hold  good  everywhere:  Ordinary 
lacadam  roads  are  not  suitable  for  the  regular  traffic  of  motor-wagons  or  motor- 
mniboses. 

The  determination  of  the  wear  of  roads  is  sometimes  made  by  the  amount  of  material 
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needed  to  resurface  the  roads  and  sometimes  by  the  actual  amount  the  road  crust  k«n 
down.  Hewbs,  in  reporting  to  the  3rd  Int.  Road  Cong.,  stated  that  by  records  wises 
have  been  kept  by  the  Mass.  Highway  Comm.  on  65  separate  sections  of  micwte 
road  for  the  6  years  ending  in  1907,  where  the  amount  of  stone  required  for  resurbdDg 
was  accurately  recorded,  it  was  shown  that  the  annual  coefficient  of  wear  was  <M&3 
tons  per  sq  yd,  but  that  the  traffic  upon  the  roads  during  that  period  was  not  know, 
and  that  the  only  information  to  be  derived  from  these  figures  was  that  water-bouad 
macadam  roads  wore  out  during  an  interval  of  between  6  and  7  years  so  that  they 
required  resurfacing.    These  roads  were  largely  surfaced  with  trap  rock. 

Suitability  of  Roads  for  Different  Local  Conditions.  The  following 
opinions  were  presented  by  official  reporters  to  the  3rd  Int.  Road  Cong,  held 
in  London  in  1913. 

The  Engineer  of  Alexandria,  Egypt,  stated  that  the  ideal  road  may  be  massed 
by  the  construction  of  a  concretional  mass  of  carefully  calculated  thickness,  based  m 
the  factors  of  velocity  and  weight  of  the  load  and  the  solidity  of  the  subsoil,  protected 
by  an  elastic  and  easily  renewable  wearing  surface  of  just  sufficient  thickness  to  gn* 
a  reasonable  number  of  years'  wear,  and  to  resist  climatic  and  vibratory  actions.  TOi 
elastic  skin  will  possibly  be  much  thinner  and  harder  when  horse-drawn  vehicles  haw 
been  altogether  abandoned. 

The  French  Engineers  in  their  summary  state  that  superficial  tarring;,  which  sn 
proved  its  efficacy  in  preventing  in  summer  the  superficial  disintegration  of  roads  nader 
light  and  fast  traffic,  has  developed  greatly,  so  that  it  is  now  important  to  consider 
practical  means  of  preserving  the  coating  by  repairing  the  small  cracks.     When  hewy 
traffic,  motor  or  otherwise,  is  added  to  the  light  traffic,  the  superficial  tarring  is  se 
longer  sufficient,  especially  in  winter,  or  on  roads  ill-exposed,  ill-aerated,  and  constasfr 
damp.    Therefore,  it  is  not  only  necessary  to  consolidate  the  surface,  but  also  the  hot) 
of  the  roadway.    The  tar  concrete,  the  bituminous  macadam,  and  the  systems  rdsfsi 
to  or  derived  from  them  tend  to  this  end,  each  offering  to  different  degrees  these  tea 
eminently  desirable  qualities,  the  compactness  of  the  mass  and  the  cohesion  of  ts» 
constituent  parts.        With  reference  to  the  economic  study  of  the  different  raid 
crusts,  the  report  concluded  by  saying  that  in  the  very  frequent  case  of  an  arerafi 
traffic,  including,  however,  a  proportion  relatively  important  of  touring  automobtks, 
it  will  often  suffice,  in  order  to  avoid  the  special  damage  done  by  automobiles,  to 
constitute  the  metalling  of  relatively  soft  but  binding  material,  and  to  adopt  Ihnestrse 
aggregates,  as  these  give  roads  more  compact  and  out  of  which  the  detritus  esespsi 
with  difficulty.    Also  that  if  the  importance  and  the  nature  of  the  traffic  reqtsr* 
hard  metalling,  and  if  the  damages  are  mainly  attributable  to  fast  automobiles,  ever/* 
thing  points  to  the  need  of  surface  tarring;  that  this  tarring  in  these  cases  gives  exesV 
lent  results,  as  much  from  the  point  of  view  of  convenience  to  the  traffic  as  from  tst 
economic  point  of  view:  it  allows,  notably,  to  get  the  maximum  life  out  of  the  mefesJsg 
compatible  with  its  resistance  to  crushing,  so  that  there  is  every  advantage  in  employs* 
very  strong  materials  in  surface  tarred  metalling;  that  this  surface  tarring  does  atf 
give  good  results  unless  it  is  maintained,  and  that  likewise,  on  lengths  where  sntoae- 
bile  traffic  is  heavy,  it  may  be  advisable  to  give  up  the  tarring  by  reason  of  in  as 
rapid  wear  and  of  the  difficulty  of  renewing  it  at  convenient  times.     It  was  stated  da* 
superficial  tarring  does  not  sensibly  improve  the  metalling  as  regards  its  niiisfis* 
to  pressure  and  cannot,  therefore,  be  recommended  in  the  case  of  heavy  traffic    Tst 
results  obtained  from  the  few  cases  of  consolidated  metalling  laid  down  in  France  hat 
one  to  hope  that  these  kinds  of  roads  may  be  suitable  in  these  cases  and  that,  notasfe.- 
metalling  made  up  of  previously  tar-coated  materials  are  likely  to  provide  an  econoaaol 
solution  of  this  question. 

The  English  Engineers  reporting  on  construction  in  speaking  of  the  relative  athss- 
tages  and  use  of  the  different  bituminous  materials  say  that  the  question  is  too  unapta 
to  express  a  definite  opinion  as  to  the  relative  advantages,  discussed  apart  from  at- 
merous  variations  in  first  cost  and  durability  under  different  volumes  and  dssses  at 
traffic,  as  these  advantages  cannot  be  ascertained  with  sufficient  accuracy  to  pro«afc 

>:*ible  data;  that  when  roads  have  more  than  average  traffic  and  of  a  heavier  typ*, 

"tore  expensive  pitch,  tar,  oils,  and  sand  matrix  are  largely  employed  by  the  groansg 

*1  with  satisfactory  results. 

OD,  Engineer  of  the  Borough  of  Fulham,  London,  argued,  that  the 
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imposing  the  ordinary  water-bound  macadam  road  is  in  itself  a  much  greater  wear- 
Misting  agent  than  the  wood  block  pavement,  but  if  the  quantity  of  detritus  removed 
ich  year,  exclusive  of  horse  droppings,  is  taken  as  an  indication  of  the  wear,  an  average 
tacadam  road  in  his  district  would  wear  at  the  rate  of  0.2  in  per  annum,  that  is,  88% 
Igher  than  on  the  wood  paving  with  only  40%  of  the  traffic.  If  the  wear  on  the  mao- 
iam  road  had  been  at  the  same  rate  as  on  the  wood  paving  in  proportion  to  the  traffic, 
la  actual  wear  should  have  been  only  0.0125  in.  It  is  therefore  inferred  that  the 
Ctive  force  in  the  deterioration  of  water-bound  roads  is  chiefly  the  weather.  The 
Igineers  also  state  that  when  the  road  is  frost-bound  the  wear  of  a  macadam  crust 
very  light,  and  consequently  draw  the  conclusion  that  the  binding  agent  which  will 
locessf  ully  resist  the  effects  of  the  weather  is  the  great  desideratum.  They  also  con- 
tod  that  a  tar-sprayed  macadam  crust  is  much  preserved  during  the  summer,  but 
maider  that  tar  is  detrimental  in  the  winter  as  it  assists  in  retaining  moisture,  and  if 
le  tar  coating  is  worn  thin  the  road  loosens  more  readily  than  an  untreated  one. 
his  conclusion  was  disagreed  with  by  Croupton  of  the  English  Road  Board. 
Dryland,  County  Engineer,  Surrey,  considers  that  the  efficiency  of  surface  tarring 
relative  to  the  intensity  of  the  traffic,  and  when  this  exceeds  about  20  000  tons  per 
1  width  per  annum  a  bituminous-bound  road  crust  is  necessary.  It  was  also  found 
*tf  slag  tar  concrete  satisfactorily  carried  a  traffic  of  80  000  tons  per  yd  width  per 
Ilium,  and  Trinidad  asphalt  concrete  200  000  tons  per  yd  width  per  annum. 
Bbodib,  City  Engineer  of  Liverpool,  has  probably  given  the  most  attention  to  the 
ftual  wear  of  the  road  crust  itself  by  actual  measurements,  and  then,  by  knowing 


Wire 


Pig.  2.    Method  with  Wire 


Fig.  8.    Method  with  Straight-Edge 


e  traffic,  is  able  to  learn  the  effect  of  the  different  kinds  of  traffic.    Figs.  2  and  8 

ow  two  devices  used  by  Brodie  for  this  purpose,  one  being  a  wire  stretched  tightly, 

id  the  other  a  solid  template. 

The  Italian  Engineer  concludes  his  paper  on  the  economic  study  of  the  road  crusts 

r  saying  that  in  the  actual  condition  of  the  studies  and  of  practice  it  is  considered 

at  the  paving  entirely  with  granite  blocks  as  a  road  covering  gives  the  best  guarantee 

mi  the  traffic  standpoint  and  from  that  of  a  covering  on  roads  with  intense  and  heavy 

tffic;  that  superficial  tarring  is  considered  appropriate  to  roads  recently  rolled  and 

it  bearing  heavy  traffic,  but  subject  to  an  intense  passing  of  light  vehicles  and  auto- 

obiles. 

The  Swiss  Engineer  sayB  that  on  wheel  ways  within  the  city  other  than  those  in 

■eets  with  the  smallest  traffic,  surface  tarrings  have  not  proved  satisfactory,  but  for 

tintry  roads  the  application  of  surface  tarring  is,  on  account  of  the  lessened  forma- 

»n  of  dust,  very  much  to  be  recommended,  even  tho  a  certain  quantity  of  repairs 

a  to  be  made  every  year. 

The  German  Engineers  say  that,  according  to  all  observations  made,  the  wear  of 

icadam  roads  by  light  passenger  motor-cars  still  keeps  within  the  limits  already 

bcned  hitherto  on  roads  where  the  traffic  of  animal-drawn  vehicles  has  been  brisk 

d  heavy,  but  that  the  wear  of  tar  roads  caused  by  light  fast  running  motor-cars 

not  so  great  as  that  caused  by  vehicles  drawn  by  animal  power,  because  the  injurious 

ect  of  the  animals'  shoes  is  done  away  with. 

From  the  discussion  it  will  be  seen  how  difficult  it  is  to  put  a  positive 

hie  on  the  different  kinds  of  roads,  and  also  bow  necessary  it  is,  in  order 
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to  determine  the  proper  material  for  a  road  oust,  to  know,  not  only  the 
quantity,  but  the  quality  of  the  traffic.  A  country  road  is  improved  aunpr/ 
on  account  of  the  demands  of  traffic,  and  just  how  it  shall  be  improved 
will  depend  upon  that  traffic  as  well  as  the  financial  ability  of  the  fecal 
authorities.  Funds  are  not  always  available  for  the  road  crust  that  will  be 
the  most  economical  ultimately,  but  even  then  the  principles  underlying 
road  construction  should  be  known  and  applied  as  much  as  pomihle 

16.    First  Cost  of  Roads 

The  cheapest  form  of  road  construction  is  simply  the  shaping  up  of  the 
natural  earth  and  keeping  it  so  shaped  thruout  the  year.  This,  however, 
cannot  be  called  really  good  road  construction,  nor  can  any  cost  be  green 
for  original  work  or  for  maintenance.  It  often  happens,  however,  that 
financial  conditions  are  such,  that  only  such  treatment  is  possible.  Another 
cheap  form  of  construction  is  what  is  known  as  the  sand-clay  road.  Th» 
is  of  two  kinds,  one  where  the  original  soil  is  sand  and  clay  has  to  be  brought 
for  some  distance,  and  the  other,  where  the  original  soil  is  clay  and  the  sand 
is  the  material  to  be  brought  in.  This  has  been  used  to  quite  an  extent  where 
traffic  is  light,  and  with  good  results.  Its  cost  varies  greatly  according  to 
conditions,  but  Pratt  (23)  gives  the  costs  of  constructing  2563  sq  yd  of  surfac- 
ing at  5.2 1  cen  ts  per  sq  yd,  including  grading.  Here  the  original  soil  wasaaitifr 
and  both  the  clay  and  sand  were  hauled  in  to  a  certain  extent.  On  another 
road,  where  the  area  was  35  590  sq  yd,  the  cost  is  given  at  5.06  cents  par 
sq  yd,  the  original  soil  being  clay  and  the  sand  being  hauled.  On  another 
road,  where  the  area  was  10  000  sq  yd  and  the  area  surfaced  was  6000  sq 
yd,  the  cost  was  19.6  cents  per  sq  yd.  The  earth  excavation  amounted  to 
3975  cu  yd,  and  the  sand  used  in  surfacing  was  815  cu  yd.  It  sometimes 
happens  that  good  gravel  can  be  obtained  locally,  and  consequently  a  road 
crust  constructed  that  will  give  satisfactory  results,  all  things  considered, 
when  theoretically  gravel  would  not  be  a  proper  material  to  be  «aed.  The 
cost  of  this  will  vary  under  different  conditions,  but  in  general  an  estimate 
of  50  to  60  cents  per  sq  yd  for  a  road  crust  6  in  deep  will  be  a  fair  averajet. 
The  cost  of  repairs  will  depend,  other  things  being  equal,  upon  the  amount 
and  character  of  traffic.  See  Sects,  9,  10  and  11  for  cost  of  constructaf 
earth,  sand-clay,  gravel  and  broken  stone  roads. 

16.    Cost  of  Maintenance  of  Roads 

In  Sects.  9,  10,  11,  13  and  14  will  be  found  data  covering  the  cost  of 
maintenance  of  earth  and  sand-clay  roads,  water-bound  gravel  and  broksi 
stone  roads,  and  gravel  and  broken  stone  roads  maintained  with  the  aid  a* 
dust  palliatives  and  bituminous  surfaces  respectively. 

Examples  of  the  Cost  Data  on  Maintenance  of  Roads.  One  of  the  engineers  leumtaf 

to  the  3rd  Int.  Road  Cong,  gives  the  coat  of  maintenance  on  ten  different  roadi  lit 

3  yean  before  motor-omnibus  traffic  was  begun  as  12.3  cents  per  sq  yd  per  year,  wait 

in  the  year  following  the  advent  of  motor-buses  the  coat  was  25.5  cents  per  sq  yi 

While  the  tonnage  was  undoubtedly  very  much  increased,  there  can  also  be  noted  that 

a  great  portion  of  this  cost  was  caused  by  the  character  of  the  traffic  itself.    Tit 

figures  given  for  costs  by  the  English  engineers  show  that  It  costs  1.4  cents  to  cany 

a  ton  a  mile  on  one  macadam  road  and  on  another  one  in  the  same  county  0,12  easto 

only,  indicating  plainly  that  the  road  was  not  constructed  to  suit  the  traffic.    Tka 

T7!n,rii«h  figures  would  seem  to  indicate  that  when  the  cost  of  maintenance  anBtdsi 

-ts  a  ton  a  mile  it  was  more  economical  to  use  stone  pavement. 

■  CHU3BTTS  Practice.    The  cost  of  maintaining  macadam  surfaces  with  cold  «*\ 

>f  8  years  on  about  50  miles,  has  been  $0.0304  per  sq  yd  per  year.    The  cost  of 
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leintalning  aurfacaa  composed  of  mixed  nod  and  oil  asphalt,  on  about  10  milee.  mi 
B.0348  per  eq  yd  per  year.     This  ant,  however,  include*  mat  of  additional  ml  costs  in  ■ 

*  iustsncos.     The  cant,  not  including  these  sea]  coats,  m  W.02S  per  iq  yd  per  year, 
shier  (24)  gives  the  eat  pet  too  per  mile  per  year  on  ten  different  roads  in  Mamchusetts, 

lilt  of  tup  rock  macadam  on  ■  main  route.  When  this  road  was  8  yean  old  it  was 
surfaced,  and  in  1907  H  gal  of  the  heaviest  asphaltic  oil  that  could  be  applied  cold 
w  spread  upon  the  road  and  properly  covered  with  pea  stone  and  gravel.  This 
netmant  wu  repented  for  2  yean,  when  M  gal  of  heavy  hot  aaphaltic  oil  wu 
Mead  upon  the  road  and  properly  covered.  The  treatment  wot  repeated 
ace,  and  the  road  wis  aid  to  be  in  better  condition  in  1914  than  In  1907. 
he  moat  expensive  road  for  repairs,  both  per  ton  and  per  mile,  was  a  trap  rock  macad* 
B  with  heavy  teaming.  The  stones  wore  down  over  'A  in  in  a  year.  It  needed 
instant  patching  and  waa  never  in  excellent  condition  except  when  recently  n 
■eed.  It  had  2  to  3  in  of  new.  MOM  every  4  ot  6  ; 
1th  >  In  of  aaphaltic  macadam  at  a  coat  of  $1  per  hi  yd.     This  road  waa  reported  to 

•  In  good  condition  in  1914,  but  it  needed  some  patching. 

17.    Annual  Cost  of  Roads 

Companion  of  Annual  Coats  of  Roads  Under  Different  Traffic  Conditions,  by 
banian  (27). 

"A  table  (see  Fig.  4)  showing  the  annual  coat  and  curves 
t  eeveral  different  types  of  roads  baa  been  prepared  a 
'he  construction  and  maio- 

ra  valuee  from  tha  experi- 
aca  of    the  Mich.     State 
Ugh  way  Dept,  during  191 6 
■d      1916,      with     small      V 
nrovkla      fl 


[  Michigan  are  built  with 
looey  derived  from  direct 
nation  rather   than  from 


a  Roads  of  Difflerent 


icing  aa  follows:  Gravel 
id  water-bound  macadam 
mda  resurfaced  at  the  end 
F  5  yean  tor  one-half  the  original  coat;  bituminous  macadam  resurfaced  at  the  end 
I  10  yean  for  one-half  the  original  coat;  eoncraU  resurfaced  with  bituminous  con 
rate  or  otherwise"  rebuilt  at  the  end  of  IS  yean  at  a  cost  of  110  000  per  mile;  brick 
(built  at  the  end  of  25  yesra  st  a  cost  of  *18  000  per  mile. 
"Tha  curves  for  the  coat  per  vehicle-mile  are  discontinued  at  the  points  shown 
acauae  experience  has  proved  that  In  general  the  type  would  not  be  satisfactory 
ayond  the  traffic  limits  shown.  Thus  the  limit  of  a  S-lt  gravel  road  ia  200  vehicle*  per 
ay,  that  of  alS-ft  gravel  road,  BOO  vehicles  per  day,  etc  In  case  a  road  should  be  con- 
ducted or  la  serving  for  a  greater  number  of  vehicles  per  day  than  the  limits  given, 

mit  for  concrete  and  brick  is  approached  a  16-ft  road  would  scarcely  be  able  to  care 
ir  tbe  traffic,  and  It  might  be  wise  to  build  an  lS-ft  road  at  a  slightly  greater  coat. 
lane*  the  upper  portion  of  tha  curve  for  brick  ia  dotted. 
"Curves  Aid  Selection  of  Road  Types.  A  number  of  interesting  conclusions  an 
ppnrant  from  a  study  of  the  curves.  With  the  except  inn  of  conenta  and  brick,  which 
xtt  nearly  tha  same  per  vehicle-mile  because  of  the  probable  longer  life  and  lower 

t  of  the  latter,  a  type  of  road  may  be  selected  which  may  be  expeatsnw,- 
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to  serve  for  an  appreciably  lower  cost  than  others  within  certain  limits.  Canoed 
for  example,  should  be  able  to  carry  the  maximum  of  heavy  travel  in  Miefesju 
say  2000  vehicles  per  day,  at  0.20  cent  per  vehicle-mile.  But  If  it  were  baflt  for  20 
vehicles  per  day,  the  cost  to  the  county  would  be  2  cents  for  every  vehicle  that 
over  the  road.  Evidently  a  16-ft  gravel  road  which  would  carry  this  traffic  for 
half  the  cost  would  be  far  more  economical. 

"  It  is  almost  an  established  fact  that  untreated  water-bound  macadam  will  not  i 
up  any  better  than  gravel  under  a  traffic  that  is  composed  largely  of  automoiahi 
and,  as  the  curve  shows,  it  is  much  more  expensive.  When  constructed  and  oak 
tained  with  a  bituminous  carpet,  however,  the  life  and  the  traffic  Hmit  are  rased 
and  the  cost  is  lowered.  Thus  treated,  macadam  forma  an  excellent  intermedBi; 
between  gravel  and  the  higher  types. 

"It  will  be  noted  that  when  the  traffic  is  near  200  vehicles  per  day,  the  cost  at; 
16-ft  gravel  road  is  about  0.30  cent  higher  than  that  of  a  9-ft  gravel  road,  bat  them 
cessity  of  providing  for  future  increase  would  make  it  advisable  to  construct  the  fa 
mer.  Similarly,  when  the  traffic  is  too  heavy  for  gravel  and  it  is  necessary  to  eonstne 
surface  treated  macadam  or  concrete  the  latter  being  more  often  built,  since  ts 
former  has  not  yet  attained  a  wide  use  in  the  state  there  is  a  great  increase  in  ta 
cost  per  vehicle-mile.  It  is  desired  of  course  to  reduce  this  variation  and  keep  the  est 
as  low  as  possible. 

"  Costs  Compared.  Reference  to  the  curves  show  that  for  the  practical  hmit  d  i 
16-ft  gravel  road,  500  vehicles  per  day,  the  cost  per  vehicle-mile  is  0.40  cent,  and  the1 
on  a  bituminous-surfaced  macadam  for  800  vehicles  per  day  the  cost  is  the  oae 
The  difference  between  the  total  annual  costs  given  in  the  table  is  $466.  Theoretialfe 
therefore,  if  the  traffic  does  not  exceed  800  vehicles  per  day,  $466  plus  $150,  the  aasaei 
maintenance  for  the  gravel  road  below  500  vehicles  per  day,  or  about  $000  per  si 
per  year  could  be  expended  in  the  maintenance  of  the  gravel  road  before  it  woottfc 
economical  to  build  bituminous-surfaced  macadam,  provided  that  for  that  sub  ck 
road  could  be  kept  in  a  satisfactory  condition.  Practically,  however,  a  gravel  nel 
carrying  800  vehicles  per  day  would  be  in  a  continual  state  of  repair  and  dees**) 
unsatisfactory. 

"Depending  on  local  conditions  entirely,  the  gap  between  a  gravel  and  a  bigs* 
class  road  may  be  bridged  to  a  certain  extent  by  paying  more  for  the  msiiili users 
When  a  county  is  financially  able  to  build  a  better  road  for  traffic  in  excess  of  809  n 
nicies  per  day  it  should  do  so  by  all  means.  Without  doubt  future  increase  «■*■ 
time  make  the  road  economically  suited  to  the  traffic  passing  over  it. " 

METHODS  OF  COMPARISON 

18.    Classifications  of  Roads  and  Pavements  Based  on  Traffic 

In  the  light  of  the  foregoing  discussion  and  the  general  practice  in  be* 
Europe  and  America  it  seems  fair  to  conclude: 

That  earth  roads,  shaped  up  and  kept  in  good  condition,  aa  well  as  ssw- 
clay  roads,  while  serving  a  good  purpose  where  a  community's  fina&al 
condition  or  the  traffic  will  not  justify  much  expenditure,  cannot  be  eor 
sidered  as  improved  road  crusts. 

That  where  there  is  light  horse-drawn  vehicle  and  small  automo&fc 
traffic,  water-bound  macadam  will  be  fairly  successful,  and  a  gravel  K*i 
even  will  often  be  satisfactory. 

That  where  the  traffic  consists  of  large  touring  automobiles  in  considerst* 
numbers  and  large  horse-drawn  vehicles,  a  bituminous  macadam  shot* 
be  used. 

That  where  the  automobile  and  vehicular  traffic  is  heavy  and  iata* 
-sed  with  a  considerable  number  of  automobile  trucks,  a  hitumii*** 
"<*te  road  crust,  or  possibly  concrete  or  brick,  as  governed  by  te*& 
ions,  will  be  most  desirable. 
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That  where  the  traffic  consists  of  a  large  amount  of  motor  trucks,  large 
xmring  cars  or  motor-buses,  as  well  as  heavy  horse-drawn  vehicles,  con- 
srete  or  brick  road  crusts  will  be  absolutely  necessary  from  an  economic 
ktandpoint,  and  often  regular  heavy  traffic  street  pavements. 

Assume,  for  instance,  that  a  road  will  run  from  a  sparsely  settled  section 
to  a  large  and  prosperous  city.  Beginning  at  the  farther  end  the  road  will 
to  simply  of  earth  shaped  up  and  kept  in  condition  with  wooden  drags  or 
yther  means,  followed  by  a  road  crust  of  water-bound  macadam,  built 
possibly  of  local  material,  even  if  it  be  not  capable  of  sustaining  much  wear. 
Kb  the  road  approaches  the  city  and  receives  increasing  traffic,  the  water- 
x>und  macadam  should  receive  a  bituminous  treatment,  which  in  turn, 
is  required,  should  be  changed  to  bituminous  concrete,  Portland  cement- 
concrete,  brick,  or  other  permanent  material,  and,  in  the  vicinity  of  the 
Bty,  to  as  substantial  and  permanent  a  street  pavement  as  the  particular 
traffic  demands. 

Table  VIII.— Standards  of  American  Road  Builders'  Association  (5) 


Materials 


tend. 


Erravel, 


Broken  stone,  soft 
Broken  stone,  soft 

Broken  stone,  soft 

Broken  stone,  soft 


Gravel. 


Broken  stone, 
hard 


Concrete, 


Maximum  Traffic 


A1-B1-C1 

A2-B2-C3-E1 

A2-B2-C2-D1-E1 
A2-B2-C2-D1-E1 

A2-B2-C3-D1-E1 

A2-B2-C8-D1-E1 

A2-B2-CS-D1-E1 


Type 


Vitrified  brick, 
stone  setts  and 
wood  block 


A3-B3-C3-D2-E2 


A2-B2-C3-D2 


A8-B3-C3-D8-E3 


Asphaltic  oil,  hot 
application 

Calcium  Chloride 

Asphaltic  oil, 
cold  applica- 
tion. 


Oil,  paraffin  base 

Asphaltic  base, 
cold. 

Asphalttafbase, 
hot. 

Tar,  cold. 


Bituminous  pene- 
tration or  mix. 


Bituminous  con- 
crete or  pene- 
tration. 


Remarks 


A  temporary  form  of  im- 
provement, if  sand  is  coarse 
and  other  durable  mate- 
rial not  available. 

Should  have  careful 
maintenance  proportion- 
ate to  traffic;  using  the  log 
drag  weekly — temporary. 

Temporary  treatment. 

last- 


Treatment 
ing. 


more 


Treatment  more  lasting 
than  preceding. 

Treatment  more  lasting 
than  preceding. 

Less  constant  mainte- 
nance required  and  more 
durable.  Life  of  surface 
5  to  10  years  with  reason- 
able care.  • 

Subject  to  treatments 
given  under  Broken  Stone, 
Soft,  but  with  greater  dur- 
ability. 

Usually  dustless  in  open 
country  requiring  occa- 
sional sweeping  or  scraping 
in  places. 
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Table  IX>— Classification  of  Traffic,  American  Road  Builders'  Associatioa  (I) 


1.  Horse-drawn,  steel  tires 


I 


A.  Light  vehidea, 


B.  Heavy  vehicles,  wagons, 


(1)  light,  op  to  100. 

(2)  Medium,  100  to  200. 

(3)  Heavy,  200  up. 


O)  Light,* 

(2)  Median 

(3)  Heavy, 


to  75. 
Medium,  75  to  160, 
~  150  up. 


2.  Self-propelled,  rubber  tires 


3.  Self-propelled,  steel  tires. 


C. 


automobile 


D.  Motor-trucks  and 


E.  Steam  lorries  and 
tractors. 


op  to  100. 
100  to  400. 
400  up. 

(1)  Light,  up  to  10, 

(2)  Medium,  10  to  20. 
(8)  Heavy,  20  up. 

(1)  light,  1. 

(2)  Medium,  2  to  C. 

(3)  Heavy,  6  up. 


"Opinions  of  Canadian  City  Engineers  (11a)  concerning  the  suitability  of 
pavements  as  they  have  been  used  for  different  conditions  of  traffic,  arranged  is 
descending  order  of  present  popularity: 

Light  Residential  to  Semi-Business:  Sheetasphalt,  Bitulithic  asphaltic  con- 
crete, asphalt  block,  wood  block,  cement-concrete. 

Semi-Business  to  Medium  Heavy  Traffic:  Bitulithic,  sheet-asphalt,  asphaluc 
concrete,  wood  block,  asphalt  block,  cement-concrete. 

Heavy  Traffic:  Brick,  wood  block,  stone  block,  and  scoria  block. 

Along  Street  Railway  Tracks:  Wood  block,  brick. 

Quiet  Streets:  Wood  block,  Bitulithic,  sheet-asphalt,  asphaltic  concrete. 

Graded  Streets:   Brick." 

The  Mass.  Highway  Comm.  and  the  engineers  of  Massachusetts  are  practical^ 
unanimously  of  the  opinion: 

"1.  That  some  bituminous  binder,  either  tar,  asphaltic  oil  or  asphalt,  must  be  used 
on  highways  that  have  much  motor  vehicle  traffic,  to  lay  the  dust  and  prevent  ths 
road  from  being  destroyed,  unless  a  pavement  is  used. 

2.  That  some  form  of  bituminous  or  cement-concrete  roadway  is  the  best  surface 
to  use  on  main  roads  where  the  traffic  is  not  heavy  enough  to  make  a  stone  block,  wood 
block,  sheet-asphalt,  or  brick  pavement  on  a  concrete  base  necessary,  or  where  moatr 
cannot  be  obtained  to  construct  such  a  pavement. 

3.  That  horses  become  accustomed  to  such  surfaces  and  can  be  much  helped  by 
proper  shoeing. 

4.  That  separate  roadways  for  motor  vehicles  and  horse-drawn  vehicles  cannot 
be  built  within  most  of  the  present  highway  locations,  and  that  the  expense  of  eoo- 
structing  such  roadways  is  absolutely  prohibitive.  That  such  separate  roadways  an 
only  practical  in  parkways  and  possibly  in  a  few  cases  in  or  near  large  cities." 

Different  Types  of  Pavements  as  Recommended  by  a  Committee  of  Engineers  for 
the  Repaying  of  Boston  (26).  "Class  1.  Heavy  Traffic  Streets.  Granite  bkcsi 
laid  on  Portland  cement-concrete  base  not  less  than  6  in  in  thickness,  the  joints  to  fat 
filled  with  Portland  cement-grout;  in  the  case  of  excessive  grades,  tar  pitch  to  he 
substituted  for  grout  in  the  upper  inch  or  so  of  the  joints  in  order  to  provide  better 
foothold  for  horses. 

"Class  2.  Main  Arteries.    The  same  type  of  pavement  as  Class  1,  with  a  fee 

exceptions  where  the  surroundings  require  a  smoother  and  less  noisy  surface,  such  si 

wood  blocks  or  the  best  grades  of  bituminous  pavements. 

"Tiass  3.  Retail  Shopping  and  Office  Building  Districts.    Treated  wood- 

foments,  the  best  grades  of  bituminous  pavements  on  a  Portland  cement- 

"<e.    At  the  present  time  the  only  wood  recommended  for  wood-block  psve- 

g  leaf  yellow  pine. 
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"Claw  4.  Rbbedbntial  Districts  in  the  City  Propbr.  Treated  wood-block 
pavements,  the  best  grade  of  bituminous  pavements  or  Portland  cement-concrete  pave- 
ments, the  choice  to  be  determined  by  the  intensity  and  character  of  the  traffic 

"Class  5.  Suburb  and  Residential  Districts.  Cheaper  types  of  bituminous 
pavements,  using  old  macadam  surfaces  for  the  base  where  suitable,  or  Portland 
oement-concrete  pavements. 

"Class  6.  Park  Roads  Carrying  only  Pleasure  Traffic.  Bituminous  pave- 
ments, using  old  macadam  for  the  base  where  suitable,  or  Portland  cement-concrete 
pavements." 

Peck,  Street  Commissioner  of  Hartford,  Conn.,  (22)  assigns  the  following  values 
to  maximum  and  minimum  traffic  for  which  each  material  is  suitable,  basing  the  traffic 
on  the  number  of  units  per  24  hr  and. assuming  a  1 -horse  vehicle  as  equivalent  to 
2  units: 


Material 


Wood  Block 

Grouted  Brick 

Sheet-Asphalt 

Bituminous  Concrete . . 

Cement-Concrete 

Bituminous  Macadam . 
Water-bound  Macadam, 


Maximum 

Minimum 

88  000 

4000 

25  000 

2500 

18  000 

2500 

15  000 

2500 

8000 

800 

2500 

800 

1200 

200 

Brodie,  while  Borough  Engineer  and  Surveyor  of  Blackpool,  England,  divided  the 
streets  within  his  district  into  five  classes  and  determined  the  amount  of  traffic  for 
which  each  class  was  suitable.    Conclusions  were  as  follows: 

"Class  No.  1.  Foundation  of  Portland  cement-concrete  7  in  thick,  covered  with 
granite  setts  5  in  to  6  in  in  length,  8  in  in  width,  and  6  in  depth;  jointed  with  fine,  dry 
gravel  and  boiling  pitch  and  creosote  oil. 

"This  class  is  suitable  for  main  suburban  roads  with  traffic  up  to  200  000  tons  per 
yd  width  of  carriageway  per  annum;  impervious  to  moisture;  noisy,  but  clean; 
gradients  up  to  1  in  40. 

"  Class  No.  2.  Foundations  of  Portland  cement-concrete  6  in  in  depth,  covered  by 
specially  selected  Karri  or  Jarrah  blocks  6  in  to  8  in  length,  3  in  in  width,  4H  in  in 
depth,  laid  close,  direct  on  concrete,  and  grouted  with  boiling  pitch  and  creosote  oil. 
•  "Suitable  for  first-class  shop  streets,  with  traffic  of  about  100  000  tons  per  yd  width 
per  annum;  practically  impervious,  noiseless,  clean,  and  dustless;  gradients  up  to  1 
to-40. 

"Class  No.  8.  Foundations  of  hand-packed  rubble  8  in  in  depth  covered  with  5  in, 
of  tar-macadam. 

"Suitable  for  residential  streets  having  a  tight  traffic  of  20  000  tons  per  yd  width 
per  annum;  impervious,  noiseless,  clean,  and  dustless;  gradients  up  to  1  in  24. 

i4  Class  No.  4.  Foundation  similar  to  No.  3,  but  7  in  deep,  with  2H-in  gauge  water- 
bound  granite,  to  a  finished  depth  of  5  in,  blinded  with  fine  granite  chipping*. 

"Suitable  for  ordinary  residential  front  streets  with  a  light  traffic  of  about  5000 
tons  per  yd  width  per  annum;  pervious,  comparatively  noiseless,  dusty,  and  sloppy; 
gradients  up  to  1  in  12. 

"Class  No.  5.  Foundations  similar  to  Nos.  8  and  4,  7  in  in  depth,  covered  with 
Hashngden  setts,  6  to  8  in  in  length,  4  to  6  in  in  width,  and  6  in  in  depth;  jointed  with 
dry  gravel  and  boiling  pitch  and  creosote  oil;  laid  with  a  concave  cross-section  and 
channel  in  center. 

"Suitable  for  back,  or  secondary  access,  streets  9  to  18  ft  in  width,  with  a  traffic 
of  60  000  tons  per  yd  width  per  annum;  impervious,  clean,  and  dustless;  very  noisy; 
jgradients  up  to  1  in  12." 

Opinion  of  British  Engineers  (28).  Table  X  shows  the  preferences  of  engineers  in 
various  parts  of  England  for  different  kinds  of  road  crusts  for  different  traffics,  as  given 
jn  the  repe/t  of  the  British  engineers  to  the  3d  Int.  Road  Cong.: 
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19.    Tabulations  of  Valuated  Properties  of  Roads  and  Pavements 

The  properties  which  are  possessed  by  a  pavement,  the  assignment  to 
"each  its  proper  percentage  value,  and  the  consideration  of  each  pavement 
in  relation  to  these  different  values  were  covered  in  Arts.  5  to  13  inc.  It 
will  now  be  possible  to  construct  a  table  that  will  show  in  detail  how  each 
material  stands  relative  to  any  other  and  also  what  proportion  of  the  prop- 
erties of  a  perfect  pavement  is  possessed  by  each  one  under 
Table  XI  has  thus  been  formed. 

Table  XI 


Percen- 
tage 

Granite 
Block 

Wood 
Block 

Brick 

Sheet- 
Asphalt 

Bitu- 
lithk 

14 
21 
16 
15 

7 
10 

5 
18 

8 
21 
10 
13 

7 
10 

2 

9 

8 

16 

14 

14 

4 

8 

5 

18 

18 

12 

16 

15 

6 

6 

8 

10 

14 

16 

14 

11 

5 

6 

4 

12 

12 

Durability 

15 

Light  resistance  to  traffic.  . 
Non-fllipperinen 

14 
12 

8 

Favorablenen  to  travel .... 
Sanitarineas 

6 

4 

12 

Total 

100 

•  •  •  • 

80 
72 

82 

74 

80 
67 

81 
67 

81 

Less  cheapness 

69 

It  may  be  said  that  cheapness  is  not  a  physical  characteristic,  and  that 
in  discussing  such  characteristics  of  a  pavement  that  item  should  be  omitted 
This  is  true  to  a  certain  extent,  but  as  in  all  cities  the  cost  must  be  takes 
into  consideration,  it  has  been  indicated  in  the  table.  Eliminating  this 
item,  however,  and  making  wood  block,  which  has  the  highest  value,  the 
standard  at  100,  the  values  of  the  other  pavements  will  be:  Granite 
block,  97;  Bitulithic,  93;  brick,  91;  sheet-asphalt,  91.  It  must  be  under- 
stood, of  course,  that  this  table  is  a  very  general  one,  that  much  of  it 
is  based  on  personal  judgment,  and  that  it  will  vary  in  different  localities 
even  if  the  conclusions  are  agreed  to.  The  important  point,  however, 
is  not  that  in  this  particular  case  each  figure  is  correct,  but  that  these 
principles  must  be  studied  and  applied  in  considering  paving  materials. 
Understanding  such  principles,  it  will  be  possible  for  an  engineer  in  any 
locality  to  construct  a  table  in  accordance  with  personal  views  and  in 
accordance  with  local  conditions. 

The  Use  of  Table  XI  can  be  illustrated  in  several  ways.  Assume,  for 
instance,  a  street  over  which  the  traffic  must  be  heavy  and  continuous. 
Ultimate  cost  is  of  great  importance.  It  overrules  first  cost.  Light  re- 
sistance to  traffic  and  foothold  for  horses  are  ruling  elements,  so  that  a  gives 
power  may  move  its  maximum  load.  The  items  first  to  be  studied  are, 
then:  Durability,  maintenance,  traction,  and  the  non-slippery  property. 
Consulting  the  table  and  combining  the  values  for  these  items,  granite 
block  has  a  value  of  51,  wood  block  42,  sheet-asphalt  37,  brick  39,  and  Bitu- 
lithic 39.  But  when  the  figures  are  as  close  as  the  last  three,  ranging  from 
37  to  39.  a  careful  examination  of  the  remaining  properties  would  be  re- 
a>~'  i  particular  instance  granite  block  ranks  so  high  in  the  totals, 

in  the  general  requisites,  that  it  would  seem  that  no  mit» 
de  in  selecting  it  for  the  material  to  be  used. 
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Consider  next  a  residential  street,  built  up  with  homes,  whose  owners 
lave  means  sufficient  to  afford  the  best  of  anything  they  desire,  and,  while 
lot  wishing  to  be  extravagant,  do  want  and  expect  the  best  pavement  that 
an  be  laid  without  regard  to  expense.  This  is  an  entirely  different 
proposition.  Cost,  durability,  and  maintenance,  so  important  before,  can 
se  left  out  of  consideration  altogether.  Easiness  of  cleaning,  non-slip- 
ttriness,  favorableness  to  travel,  and  sanitariness  are  the  governing  char- 
tcteristics.  Working  as  before,  granite  block  has  28,  wood  block  36,  sheet- 
isphalt  35,  brick  34,  and  Bitulithio  36.  In  this  instance  wood  block  and 
Mtulithic  have  the  same  values,  according  to  the  table,  but  sheet-asphalt  is 
try  close,  so  that  the  special  qualities  of  each  one  should  be  considered 
tefore  making  a  final  decision.  It  may  be  said  that  durability  and  mainte- 
tance  are  too  hastily  disposed  of,  and  that  by  considering  them  the  results 
rould  be  changed.  But  the  basis  of  selection  is  that  the  property  owners 
an  afford  the  best.  The  problem  is  to  select  the  best  material  under 
listing  conditions.  The  above  conclusions  would  generally  hold  good 
or  the  best  retail  streets. 

Next  consider  a  residence  street  with  very  light  traffic,  where  the  abutters 
riflh  a  good  but  economical  pavement,  one  that  will  be  durable  and  as  near 
be  best  that  their  financial  condition  will  admit.  This  requires  careful 
onsideration.  The  destructive  action  of  travel  is  almost  wholly  eliminated, 
hirability  will  be  governed  by  the  action  of  the  elements.  Every 
uality  but  slight  resistance  to  traffic  must  be  taken  into  account.  This 
ives:  Granite  block  67,  wood  block  68,  sheet-asphalt  70,  brick  65,  and 
litulithic  69.     Sheet-asphalt  leads  Bitulithic  by  one  point.     It  is,  however, 

somewhat  cheaper  pavement,  and  as  its  characteristics  are  practically 
lie  same,  for  the  conditions  specified,  a  property  owner  would,  undoubtedly 
sleet  it. 

The  above  examples  illustrate  the  use  of  the  table,  showing  how  it  is 
ossible  to  analyse  the  conditions  that  may  arise  in  any  case,  and  how 
ley  it  is  to  arrive  at  an  intelligent  and  logical  result  when  a  systematic 
tvestigation  is  undertaken. 

Crosby  (18),  in  studying  the  different  kinds  of  road  crusts,  gives  values,  as  shown 
i  Table  XII,  under  the  headings  of  V,  W  and  X,  when  the  figures  under  V  are  to  be 
led  on  main  country  roads,  such  as  state  roads  carrying  fairly  heavy  mixed  travel; 
lose  under  W  to  be  used  on  secondary  country  roads  carrying  moderate  travel;  and 
lose  under  X  to  be  used  on  minor  country  roads  carrying  farm  travel  almost  wholly. 


Table  XII. — Showing  the  Values  for  Components  of  Ideal  for  Different  Tables 


Components 


rat  cost,  cheapness 
[aintenance,  cneapni 

urabffity 

ue  of  maintenance. . . 

ieanliness 

m  tractive  resistance, 

on-elipperiness 

initarineas 

oisetasaness 

sceptability 

ivorableness  to  travel 


V 

W 

15 

15 

25 

25 

7 

7 

8 

10 

5 

5 

10 

5 

10 

10 

5 

5 

5 

5 

5 

5 

5 

8 

100 

100 

15 

20 
7 

10 
5 
5 

10 
5 
5 
8 

10 

100 
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Table  xm 


v^™™. 

Qualities 

Ideal 

Brict 

Plain 

Bituroi- 

Macadam 

WsUr- 
rW 
llnai 

Firn  «*<- 

IE 
U 

7 
10 

6 

10 
5 
G 

a 

BE 

3 

G 

2 

20 

8 
3 

a 

10 

6 
G 
G 

G 

4 
6 

1S 

Non-allppenneas 

ii 

Favvrablw™.  W  travel 

,oo 

71 

72 

77 

" 

method  of  construction  and,  in  some  cua,  Us  ih tW  I 
daptable  to  local  condltfone  [rom  the  standpoints  al  ream 
i  in  comparison  it  in  advisable,  to  have  at  band  a  tabic  M 

lich  illustrates  the  treatment  of  the  prohtpm  along  tone  Snj 


1 

E 

10 

I 

H 

s 

1  = 

1  = 
iB 

S 

7 

II 

J 

6 

C 
8 

3S 
If 

Eg 

9 

I 

■  i 

is 

5, 

H 
11 

Jo 

9 

B 
10 

nlM     t 

8 

s 

8 

Ease  of  tractiefl. 

N o n- productive  of  dust.  . . 

employed.     In  the  great  majority  of  ca. 
r  weight  than  certain  other  properties. 


modify  tabular  information  of  t 
.n  local  condition*.  For  instance 
First  Cost'  will  vary  mawrinlh 
is  impracticable  to  blindly  add 
pe  having  the  highest  value  is  t 
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liable*  of  a  table  and  then  obtain  totals  for  comparison.  The  totals  obtained  by 
»  summation  of  numerical  values  of  properties  referred  to  in  the  above  table  must, 
rover,  be  supplemented  by  values  attributed  to  factors  which  are  not  covered  in 
'■  table,  due  to  their  complex  and  variable  character.  As  examples  of  such  factors 
y  be  cited  cost  of  maintenance,  durability,  etc,  which  properties  are  intimately 
ited  to  local  conditions  pertaining  to  a  given  highway/' 

Table  XV.— Forest  Service,  U.  S.  Dept.  Agr.,  Valuations 


Pavement 
Qualities 


suraeas 

rability 

e  of  maintenance. . . . 

e  of  cleaning 

f  resistance  to  traffic . 

)*elipperiness 

torabfeneas  to  travel. . 

eptability 

itary  qualities 


Per- 

Granite 

Sheet- 

Brick 

Mac- 

centage 

Block 

Asphalt 

adam 

14 

4 

6H 

7 

14 

20 

20 

10 

12  H 

6 

10 

9H 

1H 

8rt 

4H 

14 

10 

14 

12  H 

6 

14 

8H 

14 

12  H 

8 

7 

5H 

8H 

6H 

6H 

4 

2H 

4 

3 

3 

4 

2 

3H 

2H 

m 

13 

9 

13 

10  H 

4M 

100 

71 

76 

74  H 

55 

Wood 
Block 


14 

9>i 
14 
14 

4 

3H 
4 

12  H 
80 


Table  XVI. — Canadian  Engineers'  Valuation  of  Different  Pavements  (11a) 


Pavement 


apneas,  first  cost 

•ability 

e  of  maintenance 

B  of  cleaning 

r  traction  resistance 

adorn  from  slipperiness,  average  of 

mditions 

orableness  to  travel* 

sptabilityf 

Itary  quality 

Totals 


Percentage 


14 
20 
10 
14 
14 

7 

4 

4 

18 


100 


Granite 
Block 


4 
20 

9 
10 

8 

5 
2 
2 


0 
0 
5 
0 
5 

5 
5 
0 


9.0 


71.0 


Sandstone 
Block 


4.0 
17.5 
10.0 
11.0 

9.5 

7.0 
8.5 
2.5 
8.5 


78.5 


Sheet- 
Asphalt 


6.5 
10.0 

7.5 
14.0 
14.0 

8.5 

4.0 

8.5 

13.0 


76.0 


Pavement 


apneas,  first  cost 

ability 

>  of  maintenance 

s  of  cleaning 

'  traction  resistance 

xiom  from  slipperiness,  average  of 

mditions 

orableness  to  travel41 


yptabflityt.. 
tary  quality. 


Totals. 


Asphalt 
Block 


6.5 
14.0 

8.0 
14.0 
13.5 

4.5 

8.5 

8.5 

12.0 


79.5 


Brick 


7.0 
12.5 

8.5 
12.5 
12.5 

5.5 

8.0 

2.5 

10.5 


74.5 


Macadam 


14.0 
6.0 
4.5 
6.0 
8.0 

6.5 
8.0 
2.5 
4.5 


55.0 


Creosoted 
Wood 
Block 


4.5 
14.0 

9.5 
14.0 
14.0 

4.0 

3.5 

4.0 

12.6 


80.5 


l*avorableness  to  travel  is  dependent  chiefly  upon  smoothness  and  freedom  from 

and  mud;   secondarily  upon  the  qualities  composing  acceptability. 
Lcceptability  includes  noise,  reflection  of  light,  radiation  of  heat,  emission  of  un- 
sant  odors,  etc.    It  chiefly  conderns  the  pedestrian  and  the  adjoining  resident." 
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SIDEWALKS 

1.    General  Data  Relative  to  Walks 

A  Sidewalk  is  a  pavement  designed  solely  for  pedestrian  traffic.  The 
same  qualities  that  go  to  make  up  a  good  pavement  for  vehicular  traffic 
are  necessary  for  sidewalks.  Foot  pavements  are  not  subjected  to  such 
heavy  loads  as  roadway  pavements,  but  the  destructive  action  of  water 
and  frost  is  the  same  in  both  cases  and  the  various  factors  that  enter  into 
the  construction  of  roadways  must  also  be  considered  in  the  construction 
of  a  sidewalk. 

The  Essential  Qualities  of  a  good  sidewalk  are:  Smoothness  without 
slipperiness;  non-absorption;  durability;  cleanliness;  uniformity  of  wear; 
low  first  cost;  ease  of  repair. 

Materials  generally  used  for  sidewalks  are  cement-concrete,  brick,  stone 
flags,  tar  and  asphaltio  concrete,  sheet-asphalt,  asphaltic  mastic,  cinders, 
broken  stone,  gravel  and  wood  planks.  By  far  the  greater  proportion  of 
sidewalk  construction  consists  of  cement-concrete,  brick  and  flagging. 
Cement-concrete  is  rapidly  displacing  all  other  materials  for  sidewalk  work. 

The  Width  of  sidewalks  should  be  proportioned  with  reference  to  the 
volume  of  pedestrian  traffic  and  the  total  width  of  the  street.     The  general 
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practice  is  to  make  each  sidewalk  from  H  to  H  the  total  width  of  thf 
street  between  property  lines.  On  suburban  streets,  widths  of  from  4  to 
6  ft  are  generally  sufficient.  For  solidly  built  up  residential  streets,  the 
walks  should  .be  from  8  to  12  ft  and  on  important  thorofaree  as  much  as 
15  ft  in  width. 

Location  of  Paved  Sidewalk.  On  business  streets  the  sidewalks  general? 
extend  from  building  line  to  curb.  On  residential  streets  it  is  usual  to  para 
only  a  portion  of  the  space  between  the  curb  and  building  line.  The  walk 
may  be  laid  nsxt  to  the  building  or  adjacent  to  the  curb.  The  latter  loca- 
tion has  the  advantage  that  the  unpaved  parking  back  of  the  walk  practical^ 
becomes  part  of  the  front  yard  and  will  be  cared  for  by  the  householder. 
To  provide  for  trees,  unpaved  pockets  from  3  to  4  ft  in  width  and  froe 
5  to  8  ft  in  length  should  be  left  at  suitable  intervals  along  the  curb,  or  i 
continuous  unpaved  strip  may  be  left  between  the  curb- and  sidewalk- 
Relation  of  Sidewalks  to  Shade  Trees  (21).  "The  position  of  a  sidewalk  caTeett 
fundamentally  the  successful  accomplishment  of  street  tree  planting.  There  are  bat 
three  places  where  a  walk  may.  be  placed:  About  the  center  of  the  allowed  spaa, 
against  the  curb,  or  against  the  property.  On  account  of  a  wide-spread  ignoraact  d 
the  importance  of  the  matter,  the  general  method  is  to  place  it  directly  in  the  casts', 
or  within  2  ft  of  the  curb.  A  60-ft  street  has  a  sidewalk  space  12  ft  in  width,  vast 
a  60-ft  street  has  one  of  10.  Allowing  for  a  6-ft  flagstone,  the  space  remaining  ** 
parking  is  7  or  6  ft  respectively.  This  space,  if  kept  intact,  provides  sufficient  room 
for  the  successful  planting  of  any  speciea  of  shade  trees.  If,  however,  the  walk  h  pet 
down  in  the  center,  the  7-ft  and  6-ft  spaces  are  split  in  two  sections,  both  of  wbk* 
are  inadequate  for  the  proper  growth  of  a  good  tree.  The  habit  of  placing  wafts  a 
the  center,  therefore,  allows  a  perfectly  good  strip  of  land  between  the  curb  and  vaJfc 
or  between  the  walk  and  property,  to  be  wasted,  and  the  custom  should  be  aholhhsi 
There  remains  a  choice  between  the  two  other  locations,  concerning  which  opinions 
divided. 

"The  position  op  trees  must  now  be  either  inside  or  outside  the  walk.  It  is  agreoi 
that  inside  planting  improves  the  appearance  of  the  property,  but  adds  little  to  tk 
appearance  of  the  street;  that  outside  planting  improves  directly  the  street  akaa 
The  advocates  of  curb  sidewalks  and  inside  planting  state  the  following  advaatagac 
The  trees  require  no  guards,  and  the  roots  have  more  room;  the  trees  are  out  of  < 
from  vehicles;  it  does  away  with  the  keeping  up  of  the  outside  parking  ape* 
moisture  is  supplied  the  young  trees,  and  there  Is  less  injury  inflicted  by  wires, 
gas  and  sewer  mains.  Most  of  these  claims  are  logical,  but  the  street  atlD  shovel 
barren  look,  and  an  excessive  width  of  paving  without  a  break.  Therefore,  if  the  atsa* 
is  to  be  considered  first,  the  proper  position  for  the  sidewalk  is  against  the  pi  opart?, 
while  the  trees  are  placed  near  the  outside  line  of  the  walk.  The  advantages  of  pbckf 
the  sidewalk  as  far  away  from  the  curb  as  possible  are  as  follows:  The  excess* 
expanse  of  bare  asphalt  is  broken,  thereby  beautifying  the  street;  pedestrians  aiearf 
subject  to  being  splashed  by  automobiles  and  trucks,  the  most  serious  indictee* 
against  curb-placed  sidewalks;  the  shade  trees  hide,  to  a  very  great  extent,  the  hideo* 
poles  lining  the  curb;  the  roots  of  trees  are  not  so  liable  to  injure  the  lawna  of  props? 
holders  by  growing  too  close  to  the  surface/' 

Slope.  Sidewalks  must  have  sufficient  transverse  slope  to  shed  water 
quickly.  Whenever  practicable,  the  slope  should  be  toward  the  curb. 
When  necessary  to  slope  away  from  the  curb,  a  shallow  gutter  should  be 
constructed  at  the  back  of  the  walk  leading  to  sewer  traps  or  croes-draia* 
under  the  walk.  The  slope  should  be  from  K  to  H'in  per  ft,  depewfiu* 
on  the  smoothness  of  the  surface  of  the  walk.  Cement-concrete  waft* 
should  have  a  slope  of  about  H  in,  flag  and  brick  walks  from  Ji  to  )i  « 
per  ft.  Greater  slopes  than  M  ui  are  noticeably  uncomfortable  and  art 
— l  *~  „oUse  slipperinesB. 

"om.  Am.  Soc  Mun.  Imp.  (9).    "A  slope  of  Jf  in  per  ft  from  back  to  froat 

oping  towards  the  curb,  is  recommended  for  the  paving.    A  slope  of  1  » 

1  be  allowed  the  parkways  to  provide  sufficient  drainage  from  the  waft." 
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"  Sidewalk  Steps  (14m)  are  often  necessary  on  steep-grade  streets  In  hilly  towns. 
U  people  walk  faster  out  of  doors,  the  steps  should  be  considerably  wider  than  those 
B  buildings;  and  the  writer  advocates  15-in  treads  and  6-in  risers.  In  one  Minnesota 
own  there  is  a  long  flight  of  steps  with  40-in  treads.  Steps  with  15-in  treads,  in  series 
eparated  by  landings,  would  have  been  better." 

Park  Walks.  The  same  principles  and  methods  of  construction  used  for 
itreet  walks  should  bo  applied  to  the  construction  of  park  walks.  Being 
ubjected  to  less  severe  usage  by  traffic  but  to  greater  exposure  to  the 
Kjtion  of  water,  they  are  usually  made  of  lighter  construction  and  provided 
nth  better  drainage  facilities  than  street  walks.  Park  walks  are  usually 
>uilt  with  a  crown  of  from  ^  to  ^  in  per  ft  to  shed  the  water  to  both 
ides,  and  are  lined  on  one  or  both  sides  with  shallow  gutters  of  brick  or 
mall  cobbles.  Cement-concrete,  asphalt  tiles  and  gravel  are  the  materials 
Qost  commonly  used  in  their  construction.  Cement-concrete,  on  account 
if  its  stiff  and  artificial  appearance,  is  generally  limited  in  use  to  the  walks 
»f  heaviest  traffic. 

Table  I. — Character  and  Cost  of  Sidewalks  in  1915  in  Several  Cities 

From  Municipal  Journal,  Feb.  3,  1916 


City 

Material 

Thickness 
in  Inches 

SqYd 

Price  per 
SqYd 

*n  Francisco,  Cal.  . . 

Broken  stone 

■  •  • 

10  812 

$0.69 

Cement-concrete 

4 

119  060 

0.95 

ive  Oak,  Fbu 

Tile 

•    a    ■ 

2  600 

1.40 

ndianapohs,  hid. .... 

Cement-concrete 

4 

85  020 

1.69 

fpnhsftsn,  Kan. 

Brick 

•  ■  • 

420 

0.72 

forth  Adams,  Mass. . 

Tar  concrete 
Brick 

•  •   • 
■  •  • 

990 
6  853 

0.60 
1.25 

Tar  concrete 

•  •  • 

4  102 

0.28 

Granolithic 

4 

1  699 

1.55 

Cement-concrete 

4 

17  000 

1.20 

Tar  concrete 

4 

90  000 

0.60 

Stone 

•  *  • 

25  000 

0.68 

Cementrconcrete 

•  •   • 

22  420 

1.62 

Stone 

•  •  ■ 

3  770 

1.80 

Jbany,  N.  Y. 

Brick 

•  »   ■ 

10  086 

0.90 

Richmond,  N.  Y» .... 

Stone 

■  •   • 

14  444 

2.25^ 

Cement-concrete 

4^ 

24  346 

1.00 

'oledo,  Ohio 

Stone 

«   ■   • 

13  840 

1.06 

Oklahoma  City,  Okia. 

Brick 

•  •   • 

26  400 

0.50 

Wood 

«   •   • 

4  090 

0.38 

Cement-concrete 

5 

17  484 

1.26 

tonnington,  Vt. 

Tar  concrete 

•  •  • 

397 

0.75 

tort  Townsend,  Wash. 

Wood 

•  •   • 

524 

0.56 

2.    Cement-Concrete  Walks 

Cement-concrete  sidewalks,  also  termed  granolithic  and  cement  walks, 
lore  nearly  meet  the  requirements  of  a  good  walk  than  any  other  type 
f  sidewalk  construction.  While  requiring  some  skill  and  careful  attention 
y  details  in  construction,  they  are  of  moderate  cost  and,  when  properly  laid, 
re  smooth,  durable  and  attractive  in  appearance.  They  possess  the 
irther  advantage  that  the  materials  for  their  construction  and  repair  are 
jadily  available  in  practically  all  localities. 

A  Granolithic  Walk  is  one  in  which  the  aggregate  of  the  mortar  wearing  surface  is 
>mpoeed  in  whole  or  part  of  stone  screenings. 
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The  Essential  Features  in  the  construction  of  a  cement-concrete  walk 
are:  A  firm,  but  porous  foundation;  a  base  of  well  made,  strong  cement- 
concrete;  a  wearing  coat  of  rich  mortar  finished  to  a  smooth  dense  surface 
and  the  division  of  the  walks  into  blocks  with  lines  of  weakness  between 
them  along  which  all  cracks  will  occur. 

The  Foundation  or  frost  base  is  designed  primarily  as  a  means  for  dis- 
posing of  water  which  would  otherwise  accumulate  under  the  walk  and 
result  in  its  being  moved  by  frost.  When  drainage  of  the  natural  sofl  i§ 
good,  no  base  is  necessary.  In  soil  where  the  base  and  natural  drainage 
can  not  take  care  of  the  water,  drains  of  stone  or  tile  leading  into  available 
sewers  should  be  provided  to  prevent  the  accumulation  of  water  in  the 
base.  In  grading  for  the  foundation  all  loose  or  spongy  places  should  be 
cut  out  and  their  place  filled  with  suitable  material.  The  subgrade  should 
be  trimmed  to  a  transverse  slope  of  about  lA  in  per  ft  and  well  compacted 
by  ramming  or  rolling.  Fills  should  be  made  in  layers  not  over  6  in  in 
thickness  and  well  consolidated.  The  fill  should  be  carried  at  least  1  ft 
beyond  the  edge  of  the  walk  to  protect  the  foundation  from  being  under- 
mined by  wash. 

Materials  generally  used  for  foundations  are  sand,  broken  stone,  brick, 
gravel  or  cinders,  the  latter  being  the  most  common.  Only  steam  or 
black  cinders  should  be  used;  household  ashes  are  not  suitable. 

The  depth  of  foundations  varies  from  3  to  12  in.  As  a  rule  a  depth  cf 
6  in  is  sufficient.  The  foundation  should  be  thoroly  compacted  by  tamping 
or  rolling.  Cinders  should  be  wetted  to  assist  in  consolidation.  Ths 
finished  surface  of  the  foundation  should  be  parallel  to  the  top  of  the  walk. 

Cement-Concrete.  The  concrete  base  is  generally  made  from  3  to  4 
in  thick.  A  thickness  of  4  in  is  recommended.  Proportions  of  1:3:6, 
1  :  2l/2  :  5,  1:2:5,  and  1:2:4  are  commonly  used.  Proportions  of 
about  1:2:5  are  recommended.  Excerpts  from  the  1912  specifications  of 
the  Assn.  Standardizing  Paving  Specifications  follow: 

"  The  Fine  Aggregate  shall  consist  of  any  material  of  aflidous,  granitic,  or  igneoss 
origin,  free  from  mica  In  excess  of  5%,  and  other  impurities,  and  shall  be  of  graded 
sizes  ranging  from  K-in  down  to  that  which  shall  be  retained  on  a  100-mesh 
not  more  than  20%  of  which  will  pass  a  50-mesh  sieve  for  the  base;  and  from  }%- 
down  to  that  which  will  be  retained  on  a  80-mesh  sieve,  nor  more  than  20%  of 
shall  pass  a  50-mesh  sieve  for  the  top  or  wearing  surface. 

"  The  Coarse  Aggregate  shall  be  sound  gravel,  broken  stone  or  slag  having  a 
gravity  of  not  less  than  2.6.  It  shall  be  free  from  foreign  matter,  uniformly 
and  of  sizes  that  will  pass  a  1-in  screen  and  be  retained  on  a  K-in  screen. 

"  In  Preparing  the  Concrete  for  the  Base,  the  cement  and  aggregate  shall  be  meas- 
ured separately,  and  then  mixed  in  such  proportions  that  the  resulting  concrete  shall 
contain  fine  aggregate  amounting  to  one-half  of  the  volume  of  the  coarse  aggregate: 
and  that  6>^  cu  ft  of  concrete  in  place  contain  94  lb  of  cement.  The  top  or  weaxmf 
surface  shall  be  composed  of  1  part  Portland  cement  and  2  parts  fine  aggregate,  mixed 
with  sufficient  water  to  produce  a  mortar  of  a  consistency  which  will  not  require  tamp- 
ing, and  which  can  be  easily  spread  into  position  with  a  straight-edge.'* 

Forms.     The  concrete  is  laid  between  side  forms,  usually  made  of  wood 

The  upper  edges  of  the  forms  should  be  in  the  plane  of  the  top  surface  of 

the  walk  and  the  forms  should  be  securely  staked  so  as  to  hold  to  line  and 

grade.     When  the  walk  abuts  a  curb  which  is  on  line  and  grade,  the  curb 

may  be  utilized  as  a  form.     If  the  walk  is  laid  solid  from  curb  to  building. 

a  narrow  strip  should  be  placed  against  the  curb,  to  form  an  expansion  joint 

"r  the  Concrete.    As  soon  as  the  concrete  is  laid  between  the  forms, 

be  thoroly  tamped  and  the  surface  made  exactly  parallel  to  the 

valk  and  at  a  depth  below  it  equal  to  the  thickness  of  the  mortar 
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wearing  course.  The  concrete  should  be  wet  enough  to  tamp  without 
causing  a  film  of  cement  to  flush  to  the  surface.  The  surface  of  the  concrete 
base  should  be  left  rough  so  as  to  get  a  good  bond  with  the  mortar  topping. 
If  the  foundation  is  dry  and  especially  if  it  consists  of  cinders,  it  is  well 

to  wet  it   theroly 


r—,.fji    T„,nf«d,waik        slope  y.toi; 


Fig.  1.    Cement-Concrete  Sidewalk,  and  8  by  8  in  Curb 
and  Brick  Gutter  on  Concrete  Base 


before    laying   the 
base   in    order    to 
prevent  the  absorp- 
tion of  water  need- 
ed by  the  concrete. 
The       Wearing 
Course  consists  of 
a   rich   mortar   of 
cement,  sand,  gran- 
ite, or  trap  screenings  or  a  mixture  of  sand  and  screenings.     Proportions 
of  1  :  1,  1  :  134.  and  1  :  2  are  generally  used.     The  1912  specifications  of  the 
Assn.  Standardizing  Paving  Specifications  are  as  follows: 

"The  top  or  wearing  surface  shall  be  composed  of  1  part  Portland  cement  and  2  parts 
fine  aggregate  mixed  with  sufficient  water  to  produce  a  mortar  of  a  consistency  which 
will  not  require  tamping  and  which  can  be  easily  spread  into  position  with  a  straight 
edge." 

While  a  rich  mortar  is  essential,  an  excess  of  cement  is  liable  to  cause 
crumbling  or  scaling  of  the  surface.  Screenings  make  a  more  durable 
surface  than  sand  and  one  more  nearly  resembling  natural  stone.  Sand  is 
cheaper  and  if  of  good  quality  is  satisfactory  for  ordinary  conditions.  Special 
care  must  be  taken  to  keep  the  aggregate  free  from  mud  lumps,  dirt,  chips 
and  leaves  which  will  cause  the  formation  of  unsightly  and  injurious  pits 
in  the  surface  that  can  not  be  repaired. 

The  thickness  of  the  top  course  varies  from  34  to  1  in.  One  inch  is 
recommended  for  standard  construction.  The  fresh  mortar  should  be 
Bpread  on  the  concrete  base  before  the  latter  reaches  its  initial  set,  worked 
to  grade  with  a  straight-edge  and  beaten  and  worked  with  wooden  floats 
bo  as  to  produce  as  dense  a  mortar  as  possible.  The  surface  should  be 
finished  with  toothed  roller,  wire  brush  or  trowel  as  desired.  The  trowel 
Burface  while  harder  is  not  so  pleasing  on  account  of  its  glaze.  Care  must 
be  exercised  that  the  mortar  is  not  so  wet  as  to  delay  the  finishing,  as  very 
wet  mortar  can  not  be  floated  and  finished.  The  mortar  should  be  of 
such  consistency  that  it  can  be  easily  worked  with  a  straight  edge.  An 
excess  of  water  may  be  removed  by  working  into  the  mortar  a  mixture  of 
dry  sand  and  cement  of  the  same  proportions  as  the  mortar.  Neat  cement 
Bhould  not  be  used  to  take  up  excess  water. 

Concrete  walks  are  always  divided  into  blocks  or  slabs,  usually  square, 
containing  from  9  to  36  sq  ft.  Small  blocks  are  preferable  to  large  blocks, 
as  they  are  less  liable  to  crack  and  are  more  easily  repaired.  With  small 
blocks,  cuts  for  trenches  or  repairs  can  be  made  along  the  joints  thus 
enabling  a  neater  repair  to  be  made. 

Joints  should  be  continuous  both  longitudinally  and  transversally.  Var- 
ious methods  of  making  the  block  divisions  are  used.  One  method  is  to 
construct  wooden  or  metal  forms  the  size  of  the  blocks  and  lay  and  finish 
each  Mock  separately.  Another  method  is  to  lay  the  base  in  separate 
blocks  divided  by  narrow  forms  which  are  immediately  withdrawn  and 
the  joints  filled  with  sand.  The  top  is  then  laid  monolithic  and  joints 
cut  in  the  top  over  those  in  the  base.  The  following  method,  which  is 
the  cheapest  and  gives  good  results  if  carefully  done,  is  coming  into  general 
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arrangement  much  used,  with  a  border  of  plates  in  the  shape  of  bishop's  caps.  AmOji 
arrangement  noticed  was  the  use  of  oblong  and  square  plates  laid  so  as  to  break  job* 
The  squares  are  either  12H,  16  H  or  20  in,  depending  on  the  width  of  walk  dead, 
and  the  oblong  plates  16^  by  25  in.  The  thickness  of  these  plates  is  about  2  a 
They  are  made  of  cement,  sand  and  fine  crushed  stone-granite,  basalt  or  diabase  m 
are  manufactured  in  machines  under  high  pressure." 

The  Specifications  of  Pittsburgh  are,  in  part,  as  follows: 

"  Concrete  sidewalks  shall  consist  of  a  foundation  of  gravel  or  broken  stone  5  m  k 
depth,  and  a  slab  of  Portland  cement-concrete  5  in  in  depth.  The  sidewalks  sbal  ft 
laid  in  general  with  a  slope  of  ^  in  per  ft  from  the  curb  line  to  the  building  fine. 

"  The  Foundation  Course  shall  be  5  in  and  shall  consist  of  clean  gravel  or  biotas 
stone  which  shall  be  free  from  dust,  dirt  or  other  foreign  matter.  The  material  sfaal 
range  in  sizes  from  2  H  to  J$  in.  The  foundation  course  shall  be  thoroly  rammed  « 
rolled  and  then  leveled  off  so  as  to  be  paralleled  with  the  finished  surface  of  the  ofc 
walk.  Cinder  or  clinker  where  used  for  foundation,  shall  be  of  acceptable  msferii 
approved  by  the  Director,  of  the  sizes  hereinabove  specified  for  gravel  or  took* 
stone  and  shall  be  free  from  dust,  fine  ash  or  other  objectionable  or  foreign  matter. 

"  Cross-Drains.  When  the  sidewalk  pavement  does  not  extend  to  the  curb,  etsi 
drains  10  in  by  12  in  in  section  shall  be  provided  at  intervals  of  25  ft  so  as  to  eassd 
the  foundation  of  the  sidewalk  with  the  broken  stone  curb  drain.  These  croawfaiai 
shall  be  filled  with  stone  or  gravel  which  will  pass  a  3-in  screen. 

"  The  Concrete  Masonry  in  the  sidewalk  shall  be  5  in  in  thickness.  The  coaoal 
shall  be  mixed  in  the  proportions  of  1  volume  of  cement,  2  volumes  of  sand  tad  J 
volumes  of  gravel  or  broken  stone.  The  gravel  or  broken  stone  shall  be  unifoa$ 
graded  from  fine  to  coarse  and  shall  all  pass  a  l}£-in  screen  and  be  retained  on  a  y4 
screen.  The  sand  shall  preferably  be  coarse  and  in  no  case  shall  more  than  3%  of  di 
same  pass  a  100-meah  sieve.  Sufficient  water  shall  be  added  so  as  to  produce  eooas* 
of  a  consistency  which  can  be  readily  worked  and  finished  in  a  manner  hereafter  reqond 
The  sidewalk  slabs  shall  not  be  more  than  6  ft  in  length,  nor  shall  they  contain  s*a 
than  36  sq  ft  of  surface  area.  After  mixing,  the  concrete  shall  be  handled  rapidb;  oi 
each  slab  finished  in  one  continuous  operation.  The  concrete  shall  be  deposited  at 
tween  cross-forms,  forming  slabs  of  the  dimensions  hereinbefore  required,  and  £s1 
be  properly  tamped  against  the  forms.  The  coarse  material  in  the  concrete  sfeaB  it 
forced  down  with  a  special  tamper  and  the  surface  of  the  sidewalks  shall  then  be  ftnd 
off  by  means  of  a  strike-off  board  which  shall  be  moved  along  the  aide  forma.  Cka 
shall  be  exercised  to  prevent  the  accumulation  of  coarse  material  in  front  of  the  strs* 
off  board,  and  to  insure  the  placing  of  good  dense  concrete  thruout  the  slab.  Tk 
cross-forms  shall  be  withdrawn  when  the  concreting  of  the  next  slab  is  conussai 
the  location  of  the  joints  being  marked  on  the  side  forms.  The  surface  shall  be : 
with  a  wooden  float,  care  being  taken  to  thoroly  compact  the  concrete  and  the 
surface,  when  finished,  shall  have  a  moderately  rough  surface.  On  steep  graded 
surface  shall  be  roughened,  as  ordered  by  the  Director  in  the  field.  Working  vdM 
steel  trowel  is  expressly  prohibited.  After  the  concrete  has  set  sufficiently,  the  M 
divisions  shall  be  cut  the  entire  depth  of  the  concrete  and  the  joints  filled  with  10 
sand.  All  edges  of  the  slab  shall  be  finished  to  a  radius  of  about  H  in.  The  appfietaa 
of  cement  to  hasten  hardening  is  prohibited.  Excess  water  shall  be  removed  «ft* 
rag  or  mop.    The  contractor  may,  if  he  so  elects,  lay  the  sidewalk  in  alternate  bW» 

"  An  Expansion  Joint  ?j$  in  in  width  shall  be  provided  every  50  ft,  but  in  all  csss« 
expansion  joint  shall  be  placed  at  each  end  of  each  section  of  walk.  The  expos* 
joints  shall  extend  the  full  width  of  the  sidewalk  and  the  full  depth  of  the  slab  d 
shall  be  filled  either  with  bituminous  joint  filler  conforming  to  requirements,  <** 
suitable  and  approved  strip  filler.  «•* 

"After  the  pavement  is  completed  the  contractor  shall  use  suitable  means  to  preid 
damage  to  the  finished  surface  and  shall  keep  it  moistened  with  water  for  at  kel 
4  days." 

St.  Louis  Specifications  for  Expansion  Joints  at  Curbs  are  as  follows:  "Wta 

the  sidewalk  pavement  will  touch  curbs  at  street  intersections  or  paved  alky  apfl* 

,vottom  course  of  concrete  and  the  wearing  surface  shall  be  separated  from  & 

the  alley  pavement  by  a  layer  of  pre-molded  expansion  joint  material  *&* 

"1\  the  following  specifications:  Expansion  joints  shall  be  composed  of  «spkd 

a  combination  with  either  fiber  or  with  a  fine  mineral  aggregate.     If  a  sisd> 
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gregate  is  used,  none  of  the  particles  shell  be  of  such  sice  as  to  be  retained  on  an 
kneah  sieve.  The  joints  shall  be  pre-molded  in  the  form  of  a  board  H  in  thick, 
id  of  a  width  equal  to  the  entire  depth  of  the  granitoid  pavement.    The  consistency 

the  mixture  in  the  completed  joint  shall,  be  in  accordance  with  that  of  the  sample 
i  file  in  the  Office  of  the  President  of  the  Board  of  Public  Service.  Joints  shall  be 
ade  up  in  strips  not  less  than  2  ft  in  length,  and  shall  not  vary  appreciably  from  the 
edfied  thickness  of  H  in.  This  joint  shall  extend  to  the  full  depth  of  the  bottom 
vrae  of  the  sidewalk  pavement,  and  should  the  concrete  foundation  of  the  curb 

alley  pavement  be  at  or  above  the  bottom  of  the  concrete  base  of  the  sidewalk 
nrement,  it  shall  be  picked  down  to  below  that  level,  and  shall  be  separated  by  a 
per  of  tar-paper  or  other  material  satisfactory  to  the  Engineer." 

Cost  Data.  The  cost  of  cement-concrete  walks,  including  excavation  for 
ie  depth  of  the  walk  and  gravel  or  cinder  foundation,  varies  from  about 
1.80  to  $1.50  per  sq  yd  (see  Table  I,  Art.  1).  The  details  of  cost  to  the 
in  tractor  in  Webb  City,  Mo.,  of  constructing  a  two-course  cement-concrete 
alk,  not  including  cinder  base,  follows  (29) :  The  first  course  was  1:3:5 
mcrete,  3>i  in  thick;  the  wearing  course  was  1 :  1H  mortar,  %  in  thick. 

Labor  and  Materials  for  9667  Sq  Ft    .  Cost  per 

**  Labor:  Sq  Ft 

foreman,  54  H  hr  at  $0.666 $0.0038 

Bniaher,  63M  hr  at  $0.444 0.0030 

nixing  mortar,  104  hr  at  $0.222 0 .0024 

feeding  mixer,  109  hr  at  $0.222 0 .0025 

wheeling  mortar  and  concrete,  126  hr  at  $0.222 0.0029 

placing  concrete  and  mortar,  119  hr  at  $0.222 0.0028 


Total  for  labor $0.0174 

Material: 

rment,  concrete  and  mortar,  748  sacks  at  $0.40 $0.0313 

nd,  mortar,  467  cu  ft  at  $0.08 0.0039 

ravel,  concrete,  97  cu  yd  at  $0.50 0 .0051 


Total  for  material $0.0403 

Total  for  labor  and  material 0.0677  " 

3.    Brick  Walks 

Brick  sidewalks  are  generally  constructed  of  building  brick.  While 
trifled  paving  or  sewer  brick  are  better,  their  cost  prevents  their  use 
cept  in  cases  where  architectural  or  traffic  considerations  call  for  a  special 
Httment.  Building  brick  for  sidewalks  should  be  a  hard  burned  dark  red 
Ick,  as  far  as  practicable  of  uniform  hardness  and  sise,  as  a  variation  in 
jrdneas  causes  uneven  wear,  t/-toi' 

lile  uniformity  in  size  greatly                 L      Tintnrf?" — "*    i     biqpqK  *>  ,r 
duces  the  labor  of  laying. 
Construction.     A  foundation 
gravel  or  cinders  about  6  in 
thickness  should  be  provided 
r  the  walk.    The  work  of  pre-  

**%  ^JfStin^h^M  Fi*  *  W*  sEwalk  and  6  by  20-in  Curb  on 
-ucting  the  foundation  should  Gravel  Base 

similar  to  that  for  a  cement- 

ncrete  walk  and  the  same  degree  of  care  used  (see  Art.  2).  The  bricks 
ould  be  bedded  in  a  2-in  layer  of  clean  sand  spread  over  the  foundation 
d  brought  exactly  parallel  to  the  surface  of  the  finished  walk.  The 
icks  should  be  laid  on  their  side  by  pavers  kneeling  on  boards  on  the 
rt  of  the  walk  already  laid.    The  bricks  may  be  laid  either  at  right  angles 
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to  the  line  of  the  walk  (see  Fig.  3)  and  so  aa  to  break  longitudinal  jointly 
or  in  herring-bone  pattern  (see  Fig.  4).  A  herring-bone  walk  has  • 
more  finished  appearance  and  will  hold  a  more  even  surface  than  the  rec- 
tangular walk.  It  requires  greater  care  in  laying  and  more  labor  sad 
material  for  cutting  and  is  consequently  slightly  more  expensive.  What 
the  walk  does  not  abut  a  curb  or  coping,  it  should  be  protected  by  a 

course  of  brick  laid  on  edge.  A  light  covering 
of  fine  dry  sand  should  be  spread  over  the  vaik 
as  soon  as  the  bricks  are  laid  and  the  bricks 
brought  to  a  firm  bearing  by  placing  a  phak 
over  several  courses  and  ramming  with  a  berry 
rammer.  After  the  ramming  is  completed  the 
walk  should  be  covered  with  about  K  hi  of  fiat 
sand  which  should  be  broomed  into  the  joints. 
Any  excess  sand  should  be  allowed  to  remain  to  be  worked  into  the  joint* 
by  rain  and  traffic.  In  dry  windy  weather  this  sand  should  be  sprinkled 
to  prevent  its  loss  and  the  annoyance  due  to  the  blowing  sand.  Drives** 
and  alley  crossings  should  be  paved  with  the  brick  laid  on  edge  and  if  the 
traffic  across  the  sidewalk  is  heavy,  vitrified  paving  brick  with  grouted 
joints  should  be  used. 

Boston  Specifications  are  at  follows:  "The  brides  to  be  used  are  to  be  burned  fast 
entirely  thru,  straight-edged,  of  compact  texture  and  regular  and  uniform  in  stag* 
and  size;  bricks  which  alter  being  thoroly  dry  and  then  immersed  in  water  for  24  br 
absorb  more  than  8%  of  their  volume  in  water  may  be  rejected;  any  edge  of  the  hri* 
sidewalk  not  against  a  curb  or  buflding  is  to  be  supported  by  a-  continuous  aprss 
plank  2  by  8  in,  firmly  set  in  the  ground  on  edge,  and  held  in  position  by  spruce ' 


Fig.  8.    Bride  Sidewalk,  Rec- 
tangular Pattern 


Fig.  4.    Brick  Sidewalk;  Herring-Bone  Patterns 


2  by  4  in,  of  sufficient  length  to  make  a  firm  and  lasting  support;  suitable  aiss 
around  trees  are  to  be  left  unpaved,  as  directed  by  the  Comnussioner.  After  or 
roadway  is  laid  and  rammed  as  hereinbefore  provided,  the  sidewalk  is  to  be  hod.  Ts* 
subgrade  for  the  sidewalks,  where  the  brick  sidewalks  are  to  be  laid,  is  to  be  8  in  hd* 
and  parallel  with  the  surface  of  the  finished  sidewalk,  and  on  this  subgrade  the  fossa* 
tion  Is  to  be  made  consisting  of  coarse-screened  paving  gravel*  no  stone  larger  ta» 
%  in  in  greatest  dimension  being  used,  and  this  gravel  is  to  be  thoroly 
by  rolling  or  ramming  so  that  it  will  be  4  in  thick  when  completed.  Upon 
tion  is  to  be  spread  a  layer  at  least  2  in  thick  of  clean,  sharp  sand,  special  care  bat 
taken  to  make  the  surface  of  the  layer  parallel  with  the  finished  sidewalk,  and  t*» 
layer  of  sufficient  thickness  to  bring  the  bricks  to  the  grade  and  slope  required  «•* 
rammed  firm,  as  hereinafter  provided,  and  on  this  sand  the  bricks  are  to  be  add  • 
their  widest  side,  in  courses  of  uniform  width  and  depth,  at  right  angles  with  or 
street,  or  in  herring-bone  fashion,  with  dose  joints,  all  longitudinal  joints  brakes  *J 
a  lap  of  at  least  2  in;  the  bricks  are  to  be  then  covered  with  dean,  fine,  dry  a«a\ 
screened  thru  a  20-mesh  sieve;  and  upon  the  bricks  a  plank,  covering  several  eoea* 
is  to  be  placed  and  carefully  rammed  with  a  heavy  rammer  until  the  bricks  raw*  * 
firm,  unyielding  bed  and  present  a  surface  of  the  proper  grade  and  slope,  and  any  b& 
therein  is  to  be  corrected  by  taking  up  and  relaying  the  bricks;  after  the  ramna* 
^^ent  amount  of  fine,  dry  sand,  aforesaid,  is  to  be  spread  over  the  surface  sal 
iwept  or  raked  so  as  to  fill  the  joints." 

Oata.    Bricks  suitable  for  sidewalks  cost  from  $8  to  $10  per  at 
lay  flat  about  35  to  the  sq  yd.    A  paver  can  lay  about  75  sq  yd 
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er  8  hr  day  of  square  course  walk.     The  cost  of  a  walk  as  described  above 
i  about  $0.70  per  sq  yd  divided  as  follows: 

oading  and  hauling  gravel  or  cinder  base  not  exceeding  X  mile $0.06 

lacing  and  tamping  foundation 0 .  04 

oading  and  hauling  paving  bed  not  exceeding  1  mile 0 .  01 

lacing  and  striking  paving  bed 0 .  02 

aying  and  ramming  brick  and  spreading  sand  covering 0. 06 

total  cost  of  labor  per  sq  yd $0 .  19    $0. 19 

ft  brick  at  $10  per  M J). 35 

/6  cu  yd  cinders  at  60  cents 0. 10 

/IB  cu  yd  sand  at  90  cents 0. 06 

total  cost  of  material  per  sq  yd $0.61      0.61 

total  cost  of  labor  and  material  per  sq  yd $0. 70 

For  additional  cost  data,  see  Table  I,  Art.  1. 

Clay  Tile  have  been  used  to  some  extent  for  sidewalks.  The  tile  are 
lade  in  square  and  hexagonal  form  about  2  in  thick  and  from  8  to  12  in 
guare.  The  construction  of  tile  walks  and  method  of  laying  the  tile  are 
be  same  as  described  for  brick  walks. 

4.    Stone  Walks 

Stone  flagging  is  a  very  common  material  for  sidewalks  on  business 
breets  and  also  on  residence  streets  in  those  localities  where  a  suitable 
tone  is  available.  Granite  and  sandstone  are  generally  used,  especially 
be  variety  of  sandstone  known*  as  Milestone.  The  crystalline  varieties  of 
indstone,  such  as  the  Medina  and  Colorado  stone,  are  also  used,  tho  they 
re  not  so  suitable  as  bluestone. 

Granite.  On  account  of  the  cost  of  dressing,  transporting  and  handling 
ranite,  its  use  has  been  limited  to  business  streets  of  heavy  traffic,  or 
'here  large  blocks  are  required  to  span  vaults  under  the  walk.  Reinforced 
oncrete  has  very  largely  taken  its  place  for  this  latter  class  of  work.  Gran- 
e  slabs,  while  practically  indestructible,  require  occasional  roughening 
»  prevent  the  surface  from  wearing  slippery.  The  slabs  are  usually  from 
to  6  in  thick,  and  of  widely  varying  sizes. 

Bluestone  makes  an  excellent  sidewalk  paving  material.  It  splits  readily 
ito  flags  of  the  desired  thickness,  with  even  faces,  requiring  but  little  dress- 
ig.  It  is  compact  in  texture,  hard  enough  to  withstand  abrasion,  and 
^ears  fairly  smooth  without  becoming  slippery.  Bluestone  flags  should 
e  from  10  to  20  sq  ft  in  area  and  from  2  to  4  in  thick.  They  should  be 
ud  in  a  bed  of  sand  about  3  in  thick  overlying  a  foundation  of  gravel  or 
inders  similar  to  that  for  brick  walks.  When  the  subgrade  is  of  suitable 
laterial  and  well  drained,  the  foundation  may  be  omitted.  The  edges 
hould  be  cut  straight  and  square  and  smooth  enough  to  lay  thin  joints. 
*he  stones  should  be  laid  with  their  length  across  the  walk  and  should 
teak  joints  longitudinally.  The  joints  should  be  closed  with  a  lean  cement 
H>rtar. 

Pittsburgh  Specifications  for  Flagstone  Walks  are,  in  part,  as  follows: 

"Flagstone  sidewalks  shall  consist  of  a  gravel  or  cinder  foundation  4  in  in  depth, 
sand  cushion  8  in  in  depth  and  a  flagstone  wearing  surface  3  in  in  thickness,  making 
be  total  thickness  of  the  completed  pavement  at  least  10  in. 

"  The  Foundation  shall  be  of  cinder  or  gravel,  free  from  foreign  matter  and  must 
ontain  sufficient  fine  material  to  fill  the  voids  in  the  coarse  material.    Where  the 
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sidewalk  does  not  adjoin  the  curb,  cross-drains  of  broken  stone  10  by  12  in  m  eres) 
sections  shall  be  provided  at  intervals  of  25  ft,  connecting  the  sidewalk  famdtfsi 
with  the  broken  stone  curb  drain.  The  sand  cushion  shall  consist  of  dean  ABerksj 
River  sand. 

"  Wearing  Course.  The  flagstone  shall  be  of  the  best  quality  of  gray  Ctevesd 
sandstone  or  stone  equal  in  quality  thereto,  of  uniform  color  and  free  from  flaw  s 
defects  of  any  kind.  Unless  otherwise  specified  the  flags  shall  have  a  width  eed 
to  the  width  of  the  pavement,  a  length  of  not  less  than  4  ft  and  a  thickness  of  at  leaf 
3  in.  The  surface  shall  be  sawed  to  a  plane,  free  from  warps,  depressions  or  projectMsi 
The  edges  shall  be  pitched  to  true  lines  and  squared  for  the  full  depth  of  stones,  lfc 
joints  shall  be  cut  to  straight  surfaces  and  at  right  angles  with  the  hue  and  softs 
of  the  walk,  for  the  full  width  and  thickness  of  the  stone.  The  flags  shall  be  setsiA 
close  joints  and  with  a  firm  bearing  thruout  their  entire  area  on  the  cushion  and  brags) 
to  the  required  grade  and  cross-section.  Where  ordered,  the  top  and  edge  of  the  flaj 
shall  be  trimmed  and  trued  after  the  flags  are  laid. 

Cost  Data.  The  cost  varies  within  wide  limits,  depending  largely  upa 
the  cost  of  transportation  (see  Table  I,  Art.  1).  In  New  York  City,  flu 
walks  of  North  River  bluestone  cost  from  $1.66  to  $2.20  per  sq  yd  laid;iH 
in  Boston  from  $2.50  to  $3.00  per  sq  yd. 

Small  Stone  Blocks  as  Laid  in  Germany  (28).  "The  mosaic  walks  are  sst 
from  small  cut  stones  of  from  1H  to  2>£  in  surface  dimensions,  laid  in  senu-cb-ctosBi 
sand  cushion,  with  a  cinder  base,  and  tamped  smooth,  the  joints  being  filled  & 
sand.  By  using  dark  and  light  colored  stones  very  pretty  contrasts  are  obtsM 
as  well  as  a  comfortable  walk.  This  pavement  is  used  very  often  as  a  border* 
concrete  plates." 

5.    Bituminous  Walks 

Tar  Concrete  is  used  to  some  extent  in  New  England,  and  for  suburbs! 
sidewalks  in  localities  where  a  cheap  tar  is  available.  The  walk  is  usaftl 
constructed  in  two  courses,  a  foundation  course  about  4  in  thick  of  com 
gravel  thoroly  coated  with  tar,  and  a  wearing  course  about  1  in  thick  c® 
posed  of  a  mixture  of  coarse  sand  and  tar,  each  course  being  tamped  iaj 
rolled  as  it  is  laid.  An  intermediate  or  binder  course  of  smaller  gravel  i 
sometimes  used.  It  is  difficult  to  maintain  a  satisfactory  surface  on  tar  wafli 
and  they  should  be  considered  only  a  temporary  construction.  Their  eos* 
is  about  $0.60  per  sq  yd  (see  Table  I,  Art.  1). 

In  Newton,  Mass.,  a  Three-Course  Method  is  used,  the  different  courses  bat 
described  as  foundation  course,  binding  course,  and  wearing  course.  The  fonsristi* 
course  is  composed  of  coarse  gravel  from  2  to  4  in  in  greatest  diameter,  thoroly  caisJ 
with  hot  tar.  The  binding  course  is  composed  of  clean  screened  gravel  not  excee&l 
1  in  in  greatest  diameter,  which  is  heated  and  mixed  with  a  hot  coal  tar  composa* 
in  an  amount  of  about  1  gal  of  the  tar  to  1  cu  ft  of  gravel.  The  wearing  ccow* 
composed  of  screened  sharp  sand,  which  is  heated  and  mixed  with  a  coal-tar  cobs* 
tion,  the  mixture  consisting  of  not  more  than  75%  of  sand  and  not  less  than  3f 
of  the  tar,  by  weight  The  surface  is  laid  to  a  total  depth  of  3  in.  Each  eoune  »• 
is  laid  is  thoroly  tamped  and  rolled.  The  binding  course  fills  the  voids  in  the  faeefr 
tion  course  to  a  large  extent.  The  total  thickness  of  these  two  courses,  after  a*1 
paction,  is  not  less  than  23-i  in.  The  wearing  course,  which  is  %  in  thick. »  ■*" 
and  rolled  in  a  similar  manner.  The  top  surface,  which  is  usually  sprinkled  •*■* 
fine  sand  or  Portland  cement,  is  well  rolled. 

Characteristics.    Tar-concrete  sidewalks  usually  are  not  slippery.    If  the  tsr  ■■ 

the  proper  consistency  the  surface  is  rather  elastic  and  pleasant  to  walk  upon.  Ijj 

use  of  a  tar  not  possessing  the  proper  characteristics  may  result  in  cracks  being  foe**" 

in  the  surface  in  cold  weather,  with  consequent  disintegration  of  the  paveasss*.* 

in  warm  weather  the  tar  compound  may  soften  to  such  an  extent  that  the  ssfc* 

becomes  objectionable  to  walk  upon.     The  surface  is  easily  cleaned  when  intact  ** 

">  one  which  may  be  easily  repaired.     Its  low  cost  has  led  to  its  general  as)  fc 

laces,  altho  at  the  present  time  it  is  being  replaced  to  a  considerable 

nt-concrete. 
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Asphalt  Tile  Walks.  The  manufacture  of  compressed  asphalt  tiles  was 
egun  about  1886.  Substantially  the  same  methods  are  used  as  have 
troved  successful  in  the  manufacture  of  asphalt  blocks  for  street  pavements. 
D  the  manufacture  of  asphalt  tiles,  however,  a  selected  white  limestone 
i  used  for  the  mineral  aggregate,  instead  of  crushed  trap  rock,  as  used  in 
be  street  blocks.  The  particles  of  crushed  limestone  stand  out  in  marked 
ontrast  to  the  black  asphaltic  cement,  giving  the  tiles  an  attractive  ap- 
earance.  As  the  tiles  are  intended  for  use  in  places  subjected  to  foot 
raffic  only,  the  limestone  rock  is  abundantly  durable  for  the  purpose, 
foe  crushed  limestone  and  asphaltic  cement  are  thoroly  mixed  while  hot, 
nd  these  materials  are  then  pressed  into  block  form,  receiving  a  compres- 
lon  of  over  100  tons  on  each  tile.  This  method  produces  a  tile  of  great 
iensity,  free  from  voids,  and  non-absorbent.  Tiles  have  been  used  in 
irivate  work  in  a  multitude  of  places  and  under  many  varying  conditions. 
Phe  Department  of  Parks  of  New  York  City  commenced  using  tiles  in  1888. 
n  Prospect  Park  alone,  about  700  000  sq  ft  of  tile  walks  were  laid  between 
888  and  1911. 

Dimensions  of  Tiles  and  Method  of  Construction.  The  tiles  are  made  in  the  follow- 
ag  sizes  and  shapes:  Square  tiles  8  by  8  by  2  in  deep,  hexagonal  tiles  8  in  on  the 
nort  diameter  by  2  in  deep,  and  small  hexagonal  tiles  5  M  in  on  the  short  diameter 
y  1  in  deep.  The  large  hexagonal  and  square  tiles  are  usually  laid  upon  a  foundation 
I  6  to  8  in  of  gravel  and  sand,  with  a  curbing  or  border  of  square  tiles  set  on  edge. 
Hiese  tiles  have  a  very  large  bearing  surface  and  do  not  require  a  concrete  foundation 
or  stability.  The  small  hexagonal  tiles,  1  in  in  thickness,  are  designed  to  be  laid 
ii  a  foundation  of  3  in  of  concrete  and  ^  in  of  mortar,  or  upon  a  mortar  bed  spread 
tpon  a  broken  stone  or  gravel  foundation. 

Asphalt  Mastic.  This  type  of  pavement  is  constructed  in  France  by  preparing 
,  mastic  from  a  combination  of  rock  asphalt  and  a  refined  asphalt  fluxed  with  an 
■phaltic  base  petroleum.  Sufficient  fluxed  asphalt  is  mixed  with  the  powdered  rock 
sphalt  so  that  the  mixture  will  contain  20%  of  bitumen.  A  layer  of  this  mixture,  of 
bout  1  in  in  thickness,  is  placed  on  a  cement-concrete  foundation,  which  consists 
f  about  4  in  of  concrete  and  a  layer  of  cement  mortar  from  )4  to  1  in  in  thickness. 
l  scattering  of  gravel  is  spread  on  the  surface  and  lightly  rolled  into  the  asphalt  mastic 
rhile  the  latter  is  still  warm. 

Cost.  The  average  cost  of  this  pavement  in  France  is  approximately  $1  per  sq  yd. 
The  cost  of  a  similar  pavement  in  England  is  about  $1.40  per  sq  yd. 

Characteristics.  Footways  constructed  with  an  asphalt  mastic  have  many  points 
If  excellence.  They  are  practically  non-absorbent,  very  smooth,  without  joints, 
leasant  to  walk  upon,  and  easily  maintained  and  repaired.  A  thickness  of  mastic 
f  ££  in  will  last  from  5  to  10  years  and  sometimes  longer  on  streets  where  the  traffic 
i  not  heavy. 

Sheet-Asphalt  in  the  form  of  a  thin  wearing  surface  of  ordinary  asphaltic 
op  mixture  on  a  light  concrete  base  makes  an  excellent  park  walk  less 
tiC  and  formal  in  appearance  than  concrete.     The  base  should  be  about 

in  thick  and  the  wearing  surface  about  %  in  in  thickness. 

Lincoln  Park  Sheet-Asphalt  Walks  (11).  "In  Lincoln  Park  proper  there  are 
bout  50  000  sq  yd  of  walks  built  principally  of  cinders,  limestone  macadam,  and 
ravel  macadam.  In  1913,  the  attention  of  the  commissioners  was  drawn  to  the  diffi- 
ulty  of  keeping  these  walks  in  condition  for  foot  travel.  In  wet  weather  pools  of 
rater  would  stand  in  the  walks,  in  dry  weather  the  protruding  large  stones  caused  a 
reat  deal  of  discomfiture  to  the  pedestrians,  thereby  causing  many  of  them  to  walk 
D  the  grass,  while  in  winter  the  removal  of  snow  was  unnecessarily  difficult.  In 
tedding  upon  what  methods  to  use  to  eliminate  the  above  difficulties  the  following 
onaideratlons  were  borne  in  mind:  (1)  Low  first  cost  and  low  maintenance;  (2)  the 
talks  should  be  in  harmony  with  the  park  surroundings;  (3)  the  utilization  of  the 
oundations  of  the  walks  as  they  stood;  (4)  the  walks  should  be  of  such  a  nature  as 
o  induce  people  to  use  them  rather  than  the  grass.  With  these  considerations  in  view 
be  choice  was  narrowed  down  to  building  Portland  cement-concrete  walks  or  resur- 


1380  Sidewalks,  Curbs,  Gutters  and  Highway  Signs      Sect  if 

facing  with  an  asphaltic  mixture.  It  was  finally  decided  to  build  some  ezperimeetit 
sections  with  an  asphaltic  top.  These  experiments  proved  so  successful  in  1913  tht 
in  1914  enough  money  was  appropriated  to  cover  nearly  40  000  sq  yd  of  walks  wife 
an  asphaltic  wearing  surface.  About  one-third  the  area,  or  13  829  sq  yd  of  va&v 
were  sufficiently  compact  and  rough  to  pave  with  a  wearing  surface  only.  The  bakae* 
or  26  657  sq  yd,  required  a  binder  and  top.  The  binder  used  was  composed  of  H* 
to  %-in  stone  and  asphalt.  A  number  of  teats  showed  that  the  percentage  of  espial 
used,  by  weight,  was  as  follows:  Minimum  3.85,  maximum  5.15,  average  *■%>% 
The  binder  was  laid  so  that  it  was  $£-in  thick  after  being  rolled  with  a  5-ton  roOev 
The  wearing  surface  mix  consisted  of  asphalt,  limestone  screenings,  stone  dot  asl 
bank  sand  in  the  following  proportions: 

Asphalt 10.50% 

Passing  200-mesh 12.50% 

Passing    80-mesh 18.00% 

Passing    40-mesh 36.00% 

Passing    10-mesh 13.00% 

Retained  on  10-mesh 10.00% 


100.00% 

"  The  wearing  surface  was  laid  $£-in  thick  after  being  rolled  with  a  5-ton  roller.  Ifr 
mediately  after  rolling  Portland  cement  was  brushed  over  the  surface  and  then  row 
with  the  5-ton  roller.  The  cement  fills  the  minute  voids  in  the  surface  and  also  ia»J 
proves  the  appearance  of  the  walks.  From  the  cost  report  it  can  be  seen  that  until 
walks  can  be  laid  at  approximately  60%  of  the  cost  of  concrete  walks  where  boo) 
binder  and  top  are  used,  and  at  about  35%  of  the  cost  of  concrete  where  a  wea&sj 
surf  ace  only  is  used. 

lAbor:  sJy  d 

Shaping  bed  of  walk 10.022  \ 

Mixing 0.08  , 

Spreading 0.08  I 

Rolling 0.08? 

Total $0,101  ! 

Material: 

Asphalt $0 .105 

Screenings,  limestone O.fltt  ' 

Stone  dust 0.017  i 

Sand,  torpedo 0.001  i 

Sand,  fine 0  ©44  i 

Cement O.OW  i 

Coal 0.012 

Miscellaneous  supplies 0.001 

Total $0.2»  I 

Teams: 

Hauling,  wearing  surface $0,011  , 

Overhead  charges: 

Plant $0,081 

Superintendence O.OW 

Total SO .  fl&t 

Totals: 

Labor *. $0.l£ 

Material °  *5i 

Teams 0  .OlOi 

Overhead  charges 0.0*| 

Total  cost  per  sq  yd $0,391- 

Bituminou8  Macadam  Walks  (32).    "Stake  out  the  position  of  the  side** 

— a  »-r novate  the  same  2  in,  putting  the  material  removed  on  both  aides  so  as  to  a| 

'-to;    then  put  into  the  trench  excavated  the  following:     A  layer  of  N«-« 

stones  that  pass  thru  a  2-in  ring,  to  a  depth  of  3}  £  in,  and  roll  same  <s£ 

over  this  layer  of  stone  with  a  thin  coating  of  No.  3  trap  rock,  stones  tatf 
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m  thru  a  14n  ring,  and  roll  again;  when  this  second  eourae  has  been  laid  and  rolled 
grade,  pour  in  a  good  quality  of  asphalt  Under,  while  hot,  at  the  rate  of  about 
to  IH  gal  per  sq  yd,  and  cover  immediately  with  screenings  from  which  all  dust 
■  been  removed;  these  screenings  should  be  in  size  from  \i  to  H  hi»  *nd  should 
i  spread  to  a  thickness  of  at  least  \i  in  and  then  rolled  down  as  soon  as  possible, 
is  following  day  the  surface  should  be  swept  clear  of  all  loose  material  and  a  second 
bt  application  of  binder  should  be  poured  over  and  screenings  as  above  mentioned 
ould  be  spread  evenly  over  the  entire  surface  so  as  to  completely  cover  the  binder 
d  rolled  immediately.  The  rolling  down  of  these  screenings  immediately  after  the 
plication  of  the  asphalt  binder  is  very  important;  therefore  the  roller  should  be  in 
Bstant  attendance  during  the  construction  of  this  description  of  sidewalk,  and  after 
ling  down  the  macadam  portion  of  walk,  should  roll  down  the  earth  shoulders  on 
ch  side  to  a  width  of  about  2  ft.  A  walk  4  ft  wide  will  require  about  6#  tons  of 
sued  stone  if  rolled  to  S-in  thickness  or  8^  tons  if  rolled  to  4-in  thickness,  and 
out  67  gal  of  asphalt,  for  every  100  ft  in  length,  and  the  excavation  of  2.45  cu  yd, 
out  to  the  depth  of  2  in  as  previously  described/' 

6.    Cinder  Walks 

In  outlying  districts  where  the  amount  of  foot  traffic  and  the  value  of 
jacent  property  is  such  as  will  not  warrant  the  construction  of  one  of  the 
>re  expensive  types  of  walk,  a  cheap  and  fairly  satisfactory  temporary 
ilk  can  be  built  of  cinders.  The  walk  should  be  from  6  to  12  in  thick, 
pending  upon  the  drainage  of.  the  subsoil,  and  built  in  layers  thoroly 
itted  and  tamped  or  rolled,  the  top  layer  being  of  fine  cinders  laid  to 
■m  a  good  drainage  crown.  If  old  planking  is  available,  it  should  be 
sd  as  edging  on  each  side  of  the  walk.  When  practicable,  cinder  walks 
&uld  be  so  laid  as  to  serve  as  the  foundation  for  a  later  and  more  sub- 
tntial  form  of  walk.  Good  cinder  walks  can  be  built  at  a  cost  of  from 
30  to  $0.50  per  sq  yd. 

Chicago  Practice  (28).  "Cinder  walk  consists  of  not  less  than  12  in  of  cinders, 
tally  deposited  in  2  layers  between  2  rows  of  2  by  6-in  hemlock  plank  or  curbs, 
led  to  split  cedar  posts  set  4  ft  apart  from  centers  and  driven  not  less  than  15  in 
9  the  ground.  The  top  of  the  curbing  is  set  at  the  grade  at  which  the  walk  is  to 
built,  8  in  below  cement  sidewalk  grade,  and  backfilled  with  earth.  The  first 
sr  of  about  9  in  can  be  either  coarse  cinder*  or  slag.  The  second  layer  of  3  hi  should 
of  finer  cinders.  After  these  have  been  compacted  a  crown  of  fine,  clean  cinders 
mt  on  and  the  entire  walk  rolled  with  a  roller  of  not  less  than  600  lb  in  weight 
ae  contractors  prefer  tamping  with  a  regulation  concrete  tamper  to  rolling.  These 
ks  are  objected  to  in  districts  which  are  built  up  to  any  extent  on  account  of  the 
lers  being  tracked  into  the  houses,  destroying  floors,  carpets,  rugs,  etc,  and  are 
recommended  for  any  except  vacant  or  sparsely  settled  districts. 
The  average  cost  of  cinder  walks  in  Chicago  from  1901  to  1908,  based  on  the  total 
t,  $2  375  869.10,  divided  by  the  total  mileage  1312.12,  was  84.3  cents  per  lin  ft. 


Items 


Cents 
perSq  Yd 


i  ft  or  H  eu  yd  at  50  cents,  in  place. 

iber  at  $17.50  per  M.  2  ft 

DBS  at  1  cent  per  lin  ft  of  material . . 

Is 

ite  on  materials,  1%  of  value 

or,  including  excavation 


for  superintendence,  office  expense  and  profit  15%. 


16.67 
3.50 
1.12 
0.10 
0.21 
4.50 


26.10 
8.91 

30.01" 
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i 

This  includes  many  walks  requiring  a  fill  of  2,  3  and  sometimes  4  or  6  ft,  and  can  htrfj 
be  taken  as  a  fair  average  cost  for  the  ordinary  cinder  walk  requiring  only  15  m  4 
cinders,  including  crowning.  The  following  itemised  cost  per  lineal  foot  bsssd  si 
Chicago  conditions  and  Chicago  prices  would  be  more  nearly  correct.     Average  deptt 

of  cinders  1.2  by  6  ft,  or  7.2  en  I 
in  place.  Allow  for  20%  shrinkan 
7.2  -}-  .8  ~  9  cu  ft  loose." 

iBf^^iw^H^ii^^^  7.    Miscellaneous  Watts 

pnumiuwujiiiinfiiL  i*.ii^iw<iiw,SHgargws**WBf|ty 
Fig.  5.    Gravel  Walk  with  Brick  Gutters  Gravel  makesa  cheap  and  satis- 

factory walk  for  light  traffic,  m 
harmonizes  with  park  treatment  better  than  any  other  type  of  walk 
The  construction  should  be  similar  to  that  of  a  cinder  walk  (see  Art  6) 
The  top  course  of  fine  gravel  should  contain  sufficient  sandy  clay  or  loam  ti 
form  a  compact  surface  (see  Sect.  10).  The  construction  of  broken  stod 
walks  is  similar  to  that  of  broken  stone  roads  (see  Sect.  11.) 

CURBS 

8.    "General  Data  Relative  to  Curbs 

Curbing  of  natural  or  artificial  stone  is  necessary  on  paved  streets  sd 
on  macadam  streets  with  shallow  gutters,  to  form  the  back  of  the  guttt* 
support  the  sidewalk  and  protect  it  from*  damage  by  vehicles.  The  red 
must  be  high  enough  to  prevent  water  in  the  gutter  from  overflowing  til 
sidewalk,  without  creating  an  uncomfortable  step  at  street  crossings.  Tfa 
height  should  vary  from  5  to  8  in  above  the  gutter,  depending  somevfaj 
upon  the  transverse  slope  of  the  gutter  and  the  width  of  the  pavemesf 

Materials  and  Dimensions.  Curbs  are  usually  built  of  granite,  satdj 
stone  or  cement-concrete.  The  stones  must  have  sufficient  strength  ad 
weight  to  resist  the  overturning  thrust  of  the  sidewalk  and  sufficient  toogfc 
ness  and  hardness  to  withstand  the  shock  and  wear  of  steel  tires.  Tk^ 
should  "be  from  4  to  8  in  wide  on  top,  from  8  to  20  in  deep  and  from  6  tj 
12  ft.  in  length.  The  deeper  curb  is  generally  used  in  connection  *» 
macadam  roadway;  the  shallow  curb  with  pavements  having  a  conenflj 
base  which  also  forms  the  base  of  the  curb.  Shallow  curb  is  better  evenfcj 
macadam  roadways,  as  it  is  cheaper,  easier  to  lay  and  reset  and  equal 
as  strong  as  deep  curb,  if  properly  laid  on  the  concrete  base.  J 

Radius  of  Corner  Curb.  Report,  Com.  Am.  Soc.  Mun.  Imp.  w 
Where  sidewalks  are  of  sufficient  width  to  permit  it,  it  is  recommend* 
that  a  radius  of  12  ft  be  adopted  as  a  standard  corner  radius  at  all  corasj 
within  5°  of  a  right  angle.  At  other  angles  the  longest  suitable  rods' 
should  be  used  by  the  engineer. 

Safety  Curbs  at  Bad  Turns  (27d).  "The  principal  boulevard  entering  HunuafM 
Beach,  Cal.,  passes  under  a  railroad,  with  a  bad  turn  at  one  end  of  the  underpass.  9 
prevent  collisions  between  vehicles  at  this  point  by  keeping  them  on  the  rights! 
of  the  road,  a  double-faced  curb  has  been  constructed,  6  in  wide  on  top  and  12  is  ■■ 
in  the  center  of  the  roadway  and  extending  for  about  150  ft  each  side  of  the  m&M 
or  underpass.  At  each  end  of  this  curb  is  a  large  electric  sign  warning  to  "Kse?* 
the  Right.'  " 

9.    Stone  Curbs 

Granite  Curbing  should  be  free  from  stratification  and  excess  of  mica,  firf 

~*spar.     The  top  and  the  showing  face  should  be  hammer  dressed  * 

'rfaces  and  as  much  of  the  back  and  of  the  face  below  the  hama* 

as  is  necessary  should  be  pointed  to  permit  of  close  contact  *» 

ralk  and  gutter  respectively.     To  conform  to  the  slope  of  tfc 
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iewalk  the  top  should  have  a  bevel  toward  the  face  of  about  \i  in  per 
with  a  well  defined  edge  between  the  face  and  top.     Granite  curbs 
•  street  and  alley  returns  should  be  cut  in  arcs  of  suitable  radii  with  radial 
nts. 

Cost  Data.    Granite  curbs  cost  approximately  $0.75  per  lin  ft  for  8  by 
n  straight  and  $1.00  for  8  by  8-in  circular;  $0.90  for  6  by  20-in  straight, 
d  $1.10  for  6  by  20-in  circular.     See  also  Table  III. 
Bluestone  Curbs  should  be  from  4  to  6  in  in  thickness,  about  20  in  deep 
d  from  6  to  8  ft  long,  the  faces  and  ends  dressed  as  described  for  granite 
rbing.     On  account  of  the  tendency  of  this  stone  to  split  it  can  not  be 
t  into  arcs,  and  corners  are  usually,  made  from  other  more  tractable 
me.     Curb  stones  composed  of  building  sandstones  are  usually  sawn 
both  sides  and  machine  dressed  on  top  with  either  sharp  or  rounded' 
«e. 
The  cost  of  6  by  20  in  bluestone  curb  is  about  $0.50  per  lin  ft. 


Table  m. — Character  and  Cost  of  Curbs  in  1915  in  Several  Cities 
From  Municipal  Journal,  Feb.  3,  1916 


City 

Material 

Dimensions 
in  In 

Lin  Ft 

Prieeper 
Lin  Ft 

ikland,  Cal 

Redwood 

Stone 

Cementreoncrete 

Cementreoncrete 

Stone 

Limestone 

Granite 

Limestone 

Cement-concrete 

Bluestone 

Cementreoncrete 

Granite 

Cementreoncrete 

Cem  en  t-concrete 

Ttone 

Cement-concrete 

Cement-concrete 

Cement-concrete 

Cement-concrete 

Cement-concrete 

3  by  12 

96  626 

2  128 

41  662 

6  942 

36  093 

2  818 

21  646 

21  095 

108  600 

1  665 

14  424 

32  538 

104  100 
34  719 
86  132 

180  084 

103  467 
32  890 
63  750 
74  851 

$0.11 

ikland,  Cal 

1.48 

5Hby30 
6  by  19 

5  by  18 

6  by  22 

6  by  16 
4  by  18 

7  by  20 
4  by  16 

7Hby  18 
6  by  12 
6  by  18 
6  by  18 

6  by  18 

6  by  7  by  16 
6Hby21 

7  by  18 
6  by  16 

12  by  24 

0.66 

ringfield,  HI 

0.55 

^t  Wayne,  Ind. 

0.58 

0.96 

0.91 
0.55 

ttte.  Mont 

0.40 

bany.  N.  Y.  . 

0.44 
0.59 

bany,  N.  Y 

0.90 

ooklyn,  N.  Y 

0.50 

or  on,  Ohio 

0.54 
0.48 

0.35 

ttsbureh.  Pa. 

0.78 

0.79 

It  Lake,  Utah 

0.90 

larleston,  W.  Va 

0.61 

Setting.  Shallow  curb  should  be  set  on  a  base  of  lean  concrete  about 
in  thick  laid  in  a  trench  dug  parallel  to  the  eurb  line  and  about  18  in 
de.  While  this  base  is  fresh  the  stone  should  be  set  and  adjusted  to 
\e  and  grade  by  use  of  heavy  wooden  mauls.  The  back  of  the  trench 
ould  then  be  filled  with  concrete  up  to  the  bottom  of  the  sidewalk,  the 
ncrete  well  rammed  and  covered  with  earth.     In  case  block  gutters  are 

be  laid  in  front  of  the  curb  any  portion  of  the  base  that  would  interfere 
th  laying  of  the  block  should  be  removed  immediately  after  the  curb 
Bet  (see  Fig.  1,  Art.  2). 
Deep  Curbs  should  be  set  in  a  trench  on  a  base  of  broken  stone  or  gravel 

other  porous  material  from  4  to  6  in  deep.     To  permit  ramming  the 
jnch  should  be  about  three  times  the  width  of  the  curb.     The  bottom 

the  trench  should  be  well  consolidated  and  the  base  thoroly  compact!  * 
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by  ramming.  After  the  curb  is  adjusted  to  line  and  grade  the  trend 
should  be  filled  with  the  base  material  placed  and  tamped  in  layen  t 
within  about  10  in  of  the  top  of  the  stone  (see  Fig.  2,  Art.  3).  Where  ia 
base  material  is  expensive  the  backfill  is  sometimes  made  with  earth.  Tn 
curb  will  be  much  less  apt  to  get  out  of  alignment  if  the  stones  are  sup 
ported  at  the  joints  on  a  bed  of  concrete  extending  about  6  in  and  12  a 
up  the  face  and  back  respectively  so  as  to  partially  encase  the  stones  a 
each  joint  in  a  small  mass  of  concrete. 

Stone  Blocking  or  spalls  are  sometimes  used  to  supporl  the  curb,  tfc 
gravel  base  being  tamped  under  the  curb  after  it  has  been  set  to  line  a»i 
grade  on  the  blocking.  While  the  curb  is  easier  to  adjust  by  this  metho* 
it  is  more  apt  to  settle  than  if  laid  on  a  well  compacted  bed. 

The  co9T  of  setting  8  by  8-in  curb  on  a  6-in  gravel  concrete  base,  include 
cost  of  base,  is  about  $0.35  per  lin  ft;  setting  6  by  20  in  on  gravel  baa 
costs  about  $0.25  per  lin  ft. 

Pittsburgh  Specifications  for  Sandstone  Curbs  are,  in  part,  as  follows: 

"  The  Curb  shall  be  of  the  beat  quality  of  Beaver,  Baden*  or  Freeport  aandstM 
or  a  sandstone  equal  in  quality  thereto,  and  shall  be  free  from  powder  credo,  4] 
and  incipient  cracks,  coal  seams,  discoloration*,  and  any  and  all  other  flan  and  at 
perfections;  the  color  of  the  stone  shall  be  uniform  and  subject  to  the  approraid 
the  Director.  The  finished  curb  shall  not  be  less  than  4  ft  long,  2  ft  deep  and  61 
thick,  unless  otherwise  specified.  The  top  shall  be  axed  to  a  plane  surface,  free  ton 
all  depressions  or  other  irregularities,  6  in  in  width  thruout  its  full  length  sod  ta 
edges  cut  to  true  lines.  The  front  of  the  curb  shall  be  quarry-faced,  with  1-in  chm 
drafts  cut  along  the  upper  edge  and  along  the  joints  at  right  angles  to  the  top.  Veitid 
scores  or  grooves,  spaced  2  to  2H  in  between  centers,  shall  be  cut  in  the  quarry  M 
with  a  point,  and  shall  extend  12  in  from  the  top  of  the  curb.  They  shall  be  cot  stniga1 
and  true  and  the  bottom  of  them  shall  be  in  the  plane  of  the  chiseled  drafts.  fa 
quarry  face  shall  not  in  any  place  project  more  than  H  in  beyond  the  plane  of  is) 
chiseled  drafts,  nor  shall  it  in  any  case  recede  back  of  said  plane.  The  back  sM 
have  a  1-in  chisel  draft  cut  along  the  upper  edge  and  shall  be  pointed  off  verfeaty 
for  8  in  below  the  top.  Joints  shall  be  close  and  at  right  angles  with  the  top  «d 
face  for  the  full  depth  and  thickness  of  the  stone.  ■ 

"  Construction.  A  trench  18  in  in  width  and  3  f  t  in  depth  below  curb  grade  sad 
be  excavated  on  the  curb  line  and  filled  with  broken  stone  so  as  to  form  a  curb  dai 
of  the  required  dimensions.  The  stone  used  in  the  foundation  shall  be  good,  cM 
stone  of  approved  qia'ity,  broken  to  about  3  in  sizes.  The  curb  shall  be  placed*] 
the  foundation  prepared  in  accordance  with  the  above  directions,  each  stone  bslj 
set  with  a  firm  bearing  thruout  its  entire  length  and  brought  to  the  established  fisi 
and  line.  The  trench  at  the  back  of  the  curb  6  in  in  width,  where  there  is  a  ade«s| 
pavement  adjoining,  shall  be  filled  with  broken  stone  up  to  the  subgrmde  of  the  oil 
walk  foundation;  where  there  is  no  sidewalk  pavement,  the  trench  at  the  back  of » 
curb  shall  be  filled  within  1  ft  of  the  curb  grade.  The  ditch  in  front  of  the  curb  M 
be  filled  to  the  subgrade  of  the  roadway  pavement  with  broken  stone.  The  ed 
shall  be  backed  up  to  the  top  with  suitable  material  well  rammed,  and  the  ptosj 
of  broken  stone  and  back-filling  shall  be  done  as  soon  as  the  curb  hi  set.  { 

"  Where  Sidewalks  are  Disturbed  or  Damaged  in  setting  the  curb,  the  Contzses] 

shall  repair  the  same  as  hereinbelow  provided.    The  loam  between  the  curb  sad  0 

sidewalk  shall  be  replaced  with  suitable  top  soil  to  a  depth  of  3  in  and  the  ares  ijsf 

be  seeded  with  a  good  quality  of  grass  seed.    Brick  sidewalk  pavement  shall  be  rtsfl 

for  a  distance  of  not  to  exceed  18  in  back  from  the  inner  edge  of  the  curb.    Fbf**l 

sidewalk  pavements  extending  to  the  curb  shall  be  removed  and  recut  to  fit  the  e*l 

and  then  relaid  in  a  workmanlike  manner.     Concrete  sidewalk  pavements  ^< 

J      — ed  or  disturbed  shall  be  cut  to  a  true  line  parallel  with  the  curb  and  at  ka*« 

from  the  inner  edge  therefrom  and  shall  be  replaced  with  new  work." 

-»apolis,  Ind.,  Specifications  for  Granite  Curbs  are  as  follows: 

uiite  curb  stone  shall  be  of  medium  grained  granite  of  even  distribatioa  4 

;  minerals,  uniform  in  quality  and  texture,  without  Beams,  scales  or  * 
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sorations,  and  shall  be  free  from  excess  of  mica  or  feldspar,  and  equal  in  every  respect 
l  to  the  quality  of  material  and  dressing  to  the  sample  stone  in  the  office  of  the  City 
Bgineer.  The  minimum  length  of  the  curb  stone  shall  be  6  ft  except  for  closures 
id  for  corner  radial  curb  where  the  lengths  will  be  such  as  are  called  for  on  the  plans, 
he  depth  of  the  granite  curbing  shall  be  18  in  with  an  allowable  variation  of  not  more 
an  1  in  either  way.  The  curb  stone  shall  be  uniformly  5  in  thick.  The  top  will 
s  dressed  with  a  rise  of  \i  in  from  face  to  back.  The  front  edge  will  be  dressed  to 
curve  of  H-in  radius;  the  top  edge  to  be  pitched  to  a  line  parallel  to  the  front  edge 
td  shall  be  dressed  to  a  depth  of  at  least  4  in.  The  top  and  the  face  of  the  curb  for 
depth  of  12  in  shall  be  smooth  Dean-hammer  dressed  without  holes  or  other  imper- 
etione.  The  ends  shall  be  squared  so  as  to  afford  close  joints  not  to  exceed  H  in 
r  a  distance  of  12  in  down  the  top." 

10.    Cement-Concrete  Curbs 

Proportions  and  Dimensions.  Cement-concrete  curbs  are  usually  built 
place  as  two-course  work,  comprising  a  core  or  backing  of  concrete  and  a 
ortar  face  and  top.  The  proportions  of  the  materials  used  in  the  con-: 
ete  and  mortar  are  the  same  as  for  cement  walks.  Reinforced  or  armored 
irb  is  a  form  of  cement  curb  in  which  the  edge  between  the  top  and  face 
formed  by  a  metal  strip  which  is  set  in  place  while  the  concrete  is  being 
id  and  is  held  in  position  by  lugs  imbedded  in  the  concrete.  Cement 
trbs  are  usually  about  6  in  wide  on  top,  from  20  to  24  in  deep,  and  divided 
r  suitably  constructed  joints  into  uniform  lengths  of  from  6  to  10  ft. 
Construction.  The  curb  should  be  laid  in  a  trench  on  a  base  of  well 
mpacted  gravel,  cinders  or  sand  of  the  same  character  as  the  base  for 
one  curbs.  If  wooden  forms  are  used,  they  should  be  of  2-in  plank  rigidly 
rtened  to  stakes  so  that  no  displacement  can  take  place  during  the  work 
construction.  Where  much  work  is  being  done  metal  forms  will  be 
Eind  advantageous.  There  are  a  number  of  commercial  forms  on  the 
ixket  which  can  be  had  in  any  desired  cross-section.  They  can  be  quickly 
i  up  and  removed,  require  less  skilled  labor  than  wooden  forms,  and 
a  be  used  many  times  over.  The  back  form  should  first  be  set  up,  then 
s-  front  form  to  the  point  where  the  mortar  facing  begins.  The  front 
rm  should  be  given  a  slight  batter  to  prevent  wagon  tires  from  striking 
&  edge.  Curb  lengths  should  be  formed  by  inserting  metal  templates 
out  */i6  in  thick  at  uniform  intervals  of  from  6  to  10  ft.  These  templates 
[>uld  be  withdrawn  after  the  concrete  has  attained  its  initial  set,  leaving 
9  necessary  expansion  joints.  The  lower  part  of  the  form  should  be  filled 
fch  fairly  dry  cement  and  tamped  up  to  the  point  where  the  mortar  facing 
to  begin.  The  upper  face  form  is  then  set  up,  and  plastered  with  a 
ftting  of  stiff  mortar  1  in  thick  and  the  concrete  immediately  deposited 
hind  it.  After  this  concrete  has  been  rammed  the  mortar  should  be 
rried  over  the  top  and  floated,  and  the  edge  rounded.  The  upper  face 
m  should  be  removed  as  soon  as  possible  and  the  face  and  top  again 
B>ted,  trowelled  and  finished  with  trowel  or  brush  finish,  preferably  the 
ter.  After  the  concrete  has  set  sufficiently  the  lower  forms  should  be 
noved  and  templates  withdrawn.  The  latter  should  be  given  a  thin 
iting  of  oil  or  axle  grease  to  facilitate  removal  without  causing  the  mortar 
flake  off.  Satisfactory  curb  has  been  built  in  one  course,  using  a  slightly 
her  concrete.  While  the  work  is  simplified  by  the  omission  of  the  mortar 
ang,  the  difficulty  of  spacing  the  narrow  forms  so  as  to  get  a  uniform 
•face  has  prevented  the  general  adoption  of  this  method. 
Expansion  Joints.  The  joints  between  curb  lengths  will  usually  take 
■©  of  expansion.     Where  the  curb  is  exposed  to  wide  range  of  temperature, 
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however,  it  is  well  to  form  additional  joints  by  the  use  of  I-io  planbnr  ( 
intprvala  of  100  to  150  ft. 

Pittsburgh  Specifications  for  Protected  Cement-  Concrete  Curb  in,  it 
part,  as  follows: 

"The  protected  concrete  curb  may  be  built  at  the  option  of  the  contractor, sua 

"Materials  for  Concrete  Masonry  (see  Art.  2,  SPHCDrJCATIONS). 

'The  Curb  When  Built  in  Place,  shall  be  constructed  in  sections  between  20  sad  » 

ft  In  length.     The  curb*  when  no  constructed  ■hall  be  marked  art  to  conform  u  Ih 

scoring  ofths  sidewalk  slabs,  and  stnrl  joints  shsll  bo  provided  between  ocakuwuWn 

inbelow  required.     When  made  In  the  shop,  the  length  of  section*  shall  be  6  ft,  as* 

when  closures  are  required.     Closures  shall  be  msw  i 

"Ji  the  orders  of  the  Director  (be 


to  the  surface  by  temping  and  then  finishing  u  iter 
required.  The  exposed  surface  of  the  work  adjoining  the  form*  shall  be  e*nrs* 
loaded.  No  plastering  will  be  permitted.  Expansion  joints  H  in  in  thickm*  *■ 
be  provided  at  each  curb  return.  Thi*  expansion  joint  shall  be  made  by  jmrrm 
sufficient  tar  paper  to  give  the  required  thickness  of  joint.  When  completed,  tbt»«] 
shall  be  kept  moist  for  4  days  and  protected  from  traffic  and  the  elements  lor  si  M 

"The  Protected  Concrete  Curb  Hot  BuJU  in  Place,  but  east  or  moulded  in  the  sag 

■  hall  conform  to  the  requirements  above  specified.  The  sections  shall  be  cast  in  raj 
forms  and  shall  be  allowed  to  harden  lor  at  least  20  days  before  being  tramnemd  Ii 
placing  in  the  work.     They  shall  be  handled,  transported  and  placed  with  gresl  at 

Plastering  of  damaged  lections  shall  not  be  allowed.  The  curb  blocks  shall  be  a*  J 
a  firm  bearing  upon  the  broken  stone  foundation  herein  provided  lor.  and  shall  be  btcad 
to  the  required  line  and  grade.  The  joints  shall  be  cloea  and  at  right  angles  siuHt 
top  and  lace  lor  the  full  depth  and  thickness  of  the  curb. 

"  The  Structural  Steel  Section  used  in  the  protected  curb  shall  be  medium  open  seal 
steel  conforming  to  requirements.  Where  curb  is  built  in  place,  the  sections  of  sa 
protection  shall  not  be  leas  then  10  ft  in  length  and  shall  be  perfectly  true  u  is 
When  placing  concrete,  the  iteel  section  and  anchorage  bars  shall  be  rigidly  best  I 
neat  joint  shall  be  made  between  the  steel  section  and  the  exposed  surface  at  tit  M 
crete  and  the  formation  of  a  feather  edge  will  not  be  allowed.  The  steel  angle  Bra*! 
the  curb  protection  shall  be  3  by  2  by  '  i  in.  Anchorage  ban  shall  be  securely  riT*a 
with  countersunk  rivets  to  the  structural  sections." 

11.  Combination  Cement-Concrete  Curb  and  Gutter 

'"he  combination  concrete  curb  and  gutter,  on  account  of  its  cheat** 

~ia.t  appearance,  is  much  used  on  residential  streets.     The  method! 

lotion  is  similar  to  that  for  curb.     The  concrete  base  and  mors 

■  of  the  cutter  are  laid,  after  which  the  face  form  of  the  curb  be 

curb  built.     The  angle  between  the  curb  and  the  gutter  should  I 
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5  gravel  concrete 


Concrete  :  .A  '*' 


unded  to  about  a  1-in  radius.     The  desired  color  should  be  obtained 

use  of  a  mixture  of  sand  and  lamp  black  as  in  sidewalk  work.     When 

9  curb  is  built  at  the  same  time  as  the  sidewalk,  an  expansion  joint  should 

be  left  between  them.     It  is  advisable  to  protect 

the  edge  of  the  curb  at  street  corners  by  some  type 

of  armored  construction. 

Cost  Data.    The  cost  of  1 :  2 

curb  and  gutter  6  by  8 

by  20  in,  on  a  6-in  cinder 

base,  exclusive  of   cost 

of  forms  is  between  30 

and  40  cents  per  lin  ft. 

The  cost  of  the   labor 

alone    is    about   $0.11. 

The  combined  curb  and 

gutter    of    Fig.  7   costs 

from  $0.40  to  $0.60  per 

ft,  the  labor  cost  averag- 
ing about  $0.13  per  ft. 
Detail  Costs  to  the  contractor  in  Webb  City,  Mo.  (29),  of  constructing  a  combined  ce- 
nt-concrete 9  by  6  in  curb  and  24  in  gutter:  Concrete  for  curb  and  gutter  was  com- 
•ed  of  1  part  of  Portland  cement  to  2  parts  of  sand  to  4  parts  of  crushed  stone.  The 
ish  on  curb  and  gutter  was  1  in  in  thickness  and  was  composed  of  1  part  of  Portland 
nent  to  1  part  of  river  sand. 


»4 

-  •>  -  r  ••'•V'-  •  *  •  •  v.  >  •  *f  -. '.    -*-  • 
"/  Gravel  or  Cinders 

>  ^»^W '""•'«»•  ■".•••" Til  •■'«?» '.*.•! 

IPiaii^iiB^i-'iiiiyi^iiBMit 

c ^-l£ J 

p.  7.  Combined  Ce- 
nent-Concrete  Curb 
ind  Gutter 


Fig.  8.  Wooden  Forms  for 
Cement-Concrete  Curb  and 
Gutter 


Labor  and  Materials  for  2900  Lin  Ft 


Labor: 


Cost  per 
Lin  Ft 


breman,  99  hr  at  $0.666 $0.0227 

Iniahera,  95  hr  at  $0.30.  14  hr  at  $0.60 0.0123 

brm  setters,  198  hr  at  $0.2333 0.0159 

nixing  and  placing  mortar,  198  hr  at  $0.233 0.0159 

nixer  men,  464  hr  at  $0.222 0.0356 


Total  for  labor $0.1024 

Material: 

intent,  mortar  and  concrete,  1291  sacks  at  $0.40 $0.1767 

nd,  mortar,  457H  cu  ft  at  $0.07 0.0116 

•avel,  concrete,  122  cu  yd  at  $0.50 0.0210 

aval,  sub-base,  161.1  cu  yd  at  $0.50 0.0278 


Total  for  material $0.2371 

Total  for  labor  and  material $0.3395 


GUTTERS 

12.    General  Data  Relative  to  Gutters 

Paved  Gutters  should  be  provided  for  roads  on  steep  grades  or  on  fills 
here  there  is  danger  of  washouts,  as  well  as  for  city  and  suburban  streets. 
n  streets  provided  with  a  curb,  the  gutter  should  have  a  shallow  cross- 
ction  similar  to  that  of  the  roadway,  the  curb  being  utilized  to  form  the 
ick  of  the  gutter. 

Where  No  Curb  Exists  the  gutter  is  usually  built  of  circular  section  or 
i  the  form  of  a  flat  V,  with  the  steep  side  next  to  the  walk.  On  most 
ived  streets  the  portion  of  the  pavement  adjacent  to  the  curb  forms  the 
itter.  With  asphalt  and  macadam  pavements,  the  gutter  is  usually  built 
f  vitrified  brick,  stone-block  or  cement-concrete;  in  the  case  of  sheet- 
jphalt,  to  prevent  its  deterioration  from  standing  water;    and  in  the 
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case  of  macadam,  to  prevent  wash.  Brick  gutters  are  desirable  on  a  shea- 
asphalt  street,  whether  absolutely  essential  to  prevent  deterioration  « 
not,  as  they  add  materially  to  the  finished  appearance  of  the  pavemect 

Where  a  Curb  is  Used,  the  gutter  should  not  be  so  deep  as  to  make  si 
inconvenient  step  for  pedestrians,  nor  so  shallow  as  to  be  liable  to  overflow. 
Depths  of  from  5  to  8  in  will  generally  be  found  sufficient.  The  longinsfeaJ 
grade  is  usually  parallel  to  the  curb,  tho  on  very  flat  grades,  the  gutter  a 
sometimes  j^ven  an  increased  slope  toward  the  catch  basin. 

Flat  Gutters  are  usually  built  of  cement-concrete,  vitrified  brick  or  stoat* 
block,  tho  flag-stones  are  sometimes  used  for  this  purpose.  Concrete 
gutters  are  practically  always  constructed  in  combination  with  curbing  si 
described  in  Art.  11. 


Table  IV.—- Character  and  Cost  of  Gutters  in  1915  in  Several 

From  Municipal  Journal,  Feb.  3,  1916 


City 


Oakland  CaL 

Santa  Barbara,  CaL 
New  Britain,  Conn. 
New  Albany,  Ind.  . 
Cedar  Rapids,  la  . 
Haverhill,  Mass.  . . 
Worcester,  Mass. . 
Grand  Rapids, 

Mich. 

Jefferson,  Mo 

West  Orange,  N.  J. 
Richmond,  N.  Y. . . 
Greensboro,  N.  C.  . 

Akron,  Ohio 

Pulaski.  Va. 

Appleton,  Wis. 


Material 


Sandstone 

Cobble 

Brick 

Cement-concrete 

Cobble 

Granite 

Brick 

Cement-concrete 

Blocks 

Brick 

Cement-concrete 

Cement-concrete 

Cexnentrconcrete 

Cement-concrete 


Width 
in  Jn 


80 
26 
18 


24 


86 
30 
6  by  12  by  24 
18 
24 


SqYd 


60  000 

1200 

164 

2  612 

•  •   ■  •  * 

2386 
6  801 

6  581 

•  •   •  •  • 

2800 
1626 
6000 


Lin 
Ft 


8000 


83  421 


4  651 

40  000 
19  000 


SqYd« 
Lin  Flu 


$1.2t 
1.96 
0.44 
1.72 
0.3S 
0.40 
1.8S 

1.16 
0.17 


1 
1 
0 
0 
0 
0 


75 
67 
* 
43 
.45 


13.    Brick  Gutters 

Construction.    Brick   gutters   should   be   constructed  of  good   quafir/ 

vitrified  paving  bricks  on,  a  concrete  base.     The  bricks  should  be  hud  fi& 

a  paving  bed  about  >£  in  thick,  composed  of  a  1  :  4  mixture  of  dry  cemttf 

and  sand,  with  lengths  at  right  angles  to  the  direction  of  the  street  t&l 

breaking  joints  longitudinally.     The  joint  between  the  gutter  and  roadway 

pavement  should  be  continuous.     The  type  of  construction  in  which  tst 

outer  edge  of  the  gutter  is  left  with  alternately  projecting  bricks  to  too* 

into  the  pavement  has  not  proved  satisfactory  owing  to  the  difficulty^ 

consolidating  the  paving  material  between  the  projecting  bricks.     Nam* 

gutters  are  to  be  preferred  to  wide  gutters  since  the  joint  in  the  forma 

case  is  leas  exposed  to  the  action  of  passing  traffic.     The  bricks  should  bi 

rammed  in  the  same  manner  as  a  brick  sidewalk  and  then  thoroly  grouted 

"■^  a  thin  grout  of  neat  cement.     Brick  gutters  are  usually  made  froa 

°7  in  wide.     An  18-in  vitrified  brick  gutter  on,  a  6-in  concrete  bast, 

•out  $2.25  per  sq  yd  (see  Fig.  1,  Art.  2).     See  also  Table  IV,  Art.  12. 

ne,  Wash.,  Specifications  are,  in  part,  as  follows: 
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M  Bricks.    Where  sjiown  on  the  plans,  brick  gutters  shall  be  constructed  next  to  and 

tdjoining  the  curb.    The  brick  used  in  the  gutters  shall  be  what  are  termed  Class 

B  the  following  specifications.  AU  brick  shall  have  the  following  dimensions:  2H  by 
I H  by  8  ^  in  and  shall  not  vary  from  these  dimensions  more  than  5%.  In  place  of  brick 
if  the  above  dimensions  there  may  be  used  vitrified  blocks  %\i  by  4  V$  by  8  %  in.  When 
>roken,  the  brick  or  blocks  shall  show  a  dense,  stone-like  body,  uniform  in  color  inside, 
ree  from  lime,  air  pockets,  cracks  or  marked  laminations.  Kiln  marks  must  not  exceed 
\  /16  in  and  one  edge  at  least  to  show  but  slight  kiln  marks.  All  bricks  or  blocks  so 
Hstorted  by  burning,  as  to  lay  unevenly  in  the  pavement,  shall  be  rejected. 

"  Tbbtb.  The  absorption  of  moisture  of  any  brick  or  portion  thereof  shall  not  exceed 
t%  of  the  weight  of  any  sample  after  thoro  drying  and  immersion  in  water  for  3  con- 
Bcutive  days.  All  bricks  or  blocks  shall  be  subject  to  inspection  before  and  after  lay- 
off and  rolling.  Brick  or  blocks  to  be  accepted  as  Class  1  must  not  lose  more  than 
80%  of  their  weight  after  being  subjected  to  the  rattler  test  as  hereinafter  set  out. 
Ul  brick  or  blocks  to  be  accepted  as  Class  2  roust  not  lose  more  than  85%  of  their 
veight  after  being  subjected  to  the  same  test. 

"  Method  of  Laying.  On  the  concrete  foundation  heretofore  laid  shall  be  spread  a 
ayer  of  cement  mortar  mixed  dry  and  composed  of  1  part  cement  and  8  parts  sand  not 
em  than  1  in  thick,  in  which  the  gutter  brick  or  blocks  shall  be  thoroly  and  firmly 
bedded.  The  brick  or  blocks  shall  be  laid  on  edge,  close  together,  in  straight  lines, 
md  with  their  length  parallel  to  the  curbs.  The  joints  shall  be  broken  by  a  lap  of  not 
tees  than  3  in.  The  surface  of  the  brick  gutters  must  be  true  to  crown  and  grade, 
after  the  brick  or  blocks  have  been  laid,  the  surface  shall  be  swept  clean,  rolled  with  a 
baby  steam  roller,  sprinkled  with  water,  and  thereupon  the  joints  and  spaces  between 
the  bricks  or  blocks  completely  filled  with  cement  grout.  The  grout  must  be  kept  con- 
Einuoualy  stirred  while  pouring.  A  second  pouring  shall  be  required  if  in  the  opinion 
rf  the  Engineer  the  first  pouring  has  not  completely  filled  the  joints.  The  cement 
(routing  used  shall  consist  of  1  part  cement  and  2  parts  sand.  For  a  period  of  10  days 
die  gutter  shall  be  sprinkled  with  water  if  so  directed  by  the  City  Engineer." 

14.    Stone  Gutters 

Granite  Block  gutters  are  usually  laid  on  a  gravel  base  about  6  in  thick, 
well  compacted  and  over-laid  with  sufficient  fine  bank  gravel  or  sand  to 
form  a  paving  bed  for  the  blocks.  After  the  blocks  have  been  rammed, 
the  joints  are  filled  with  firm  bank  gravel  (see  Fig. 

B,  Art.  10).     Deep  gutters  are  usually  of  the  type    ,___   r , 

shown  in   Fifc.  9,  and  are  generally  constructed    ffF*s*5?  ■      *      Tu-rfWiik 
with  granite  block  or  cobblestone,  laid  on  gravel 
hose.      For  cost  data,  see  ^Table  IV,  Art.  12. 

Lob  Angeles,  Cal.,  Specifications  are  as  follows:      Fig.  9.    Barrel  Gutter  of 

"  Sand  Cushion.    Upon  the  concrete  base  laid  as  above  Cobblestones  on   Sand 

gpecifled  and  swept  free  from  all  dirt  and  rubbish,  shall  Bed  and  Gravel  Base 

be  spread  a  layer  of  sand  2  in  in  depth.    The  sand  need 

not  necessarily  be  sharp,  but  it  must  be  screened,  dry  and  free  from  more  than  3% 
of  loamy  matter. 

"  Granite  Blocks  shall  be  of  sound,  durable  stone,  free  from  weather  marks  or  seams, 
and  uniform  in  quality.  They  shall  have  dimensions  as  follows:  Length  from  8 
to  12  in;  width  from  3 ^  to  4  in;  depth  from  6  to  6}^  in.  They  shall  be  of  rectangular 
form  on  top  and  sides,  and  free  from  bunches  or  irregularities  which  will  prevent  them 
from  lying  closely  together.  Any  blocks  having  projections  or  knobs  larger  than  ^  in 
will  be  rejected. 

"  Laying  the  Blocks.  Upon  the  sand  cushion  shall  be  set  the  granite  blocks  with 
their  longest  dimension  parallel  to  the  line  of  the  curbs.  Each  course  shall  be  laid 
straight  and  regular  with  sides  perpendicular  to  the  surface  and  joints  broken  to  the 
extent  of  at  least  8  in.  In  no  case  shall  stones  of  different  widths  be  laid  in  the  same 
course.  All  joints  shall  be  close  joints,  none  to  exceed  %  in  in  width.  The  block* 
must  then  be  thoroly  rammed  with  a  rammer  weighing  not  less  than  60  lb.  Each  block 
must  be  struck  not  less  than  8  blows  and  the  ramming  shall  be  continued  until  the 
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Mocks  sre  brought  to  an  unyielding  bearing,  with  a  uniform  surface,  true  to  line  aw 
grade.  Any  block  which,  after  ramming  does  not  conform  to  the  leuuired  surface  sal 
be  removed,  reset  and  retamped.  No  ramming  shall  be  done  wftfam  20  fe  of  the  work 
that  k  being  hud.  The  joints  shall  then  be  filled  with  a  groat  made  of  J  part  of  Port- 
land cement  and  2  parts  of  dean,  sharp,  iirrniwd  sand.  The  sand  and  cement  seal  he 
mixed  dry  until  the  mixture  is  of  uniform  color.  Water  shall  then  be  added  until  1st 
is  of  the  consistency  of  thin  cream.  It  shall  then  be  applied  tc  the  surface  br 
of  scoop  shovels  and  shall  be  thoroly  swept  into  the  joints  uncfl  all  intenaes 
are  filled  and  the  gutter  has  a  smooth  and  uniform  surf  ace.  The  blocks  shall  be  wal 
sprinkled  before  grouting.  The  entire  surface  of  the  gutter  shall  be  kept  damp  for  Hi 
days  and  no  traffic  shall  be  allowed  before  the  expiration  of  this  time.1* 

Cobble  Gutters  are  the  cheapest  form  of  gutters,  bat  require  frequent 
cleaning  and  weeding.  Cobbles  suitable  for  gutters  should  be  tram  4  U> 
6  in  long  and  from  2  to  4  in  wide.  The  cost  of  cobble  gutter  shown  m 
Fig.  9  is  about  $0.40  per  sq  yd  exclusive  of  the  cost  of  cobblestones.  When 
suitable  cobbles  can  be  obtained  in  connection  with  the  work  of  grading 
the  road,  their  cost  will  average  about  $0.30  per  sq  yd,  making  a  total  of 
about  $0.70  per  sq  yd  for  labor  and  materials. 

R.  I.  State  Board  of  Public  Roads  Specifications  ore,  in  part,  as  follows: 
"The  earth,  stone  and  other  materials  necessary  to  be  removed  shall  be  taken  out  for 
a  depth  of  10  in  below  the  top  of  the  finished  surface.  All  objectionable  or 
materia]  found  below  that  depth,  shall  be  removed  and  shall  be  replaced  with 
or  gravel  which  shall  be  well  compacted  by  ramming.  Upon  the  subgrade  thus  formal 
shall  be  placed,  as  a  bed  for  the  paving  stones,  a  layer  of  dean  sharp  sand  of  such  deptfa 
as  may  be  required  to  bring  the  work  to  grade.  The  stone  shall  be  hard,  durable  cobble 
or  kidney  stones,  not  less  than  4  in  nor  more  than  8  in  long  and  not  less  than  4  in  nor  mar* 
than  6  in  wide.  The  work  shall  proceed  from  the  sides  of  the  gutter  toward  the  center, 
keeping  the  sides  in  advance  of  the  center.  No  stone  shall  be  laid  on  its  longest  skkv 
After  the  stones  have  been  set,  all  joints  and  cavities  shall  be  filled  with  dean,  fine  saw 
and  then  the  stones  shall  be  carefully  and  thoroly  rammed  until  no  further  settfessa* 
occurs.  If  in  ramming,  any  of  the  stones  do  not  come  to  the  correct  grade,  they  shall  be 
taken  out,  reset  and  again  rammed.  During  the  ramming  the  joints  shall  be  kept  fsl 
of  clean,  fine  sand." 

HIGHWAY  SIGNS 

15.    Distance  and  Direction  Signs 

Road  Signs  giving  information  which  will  aid  in  the  safe  and  convenient 
operation  of  vehicles  are  an  important  feature  of  a  modern  highway.  The 
necessity  for  properly  marking  roads  designed  to  carry  high  speed,  this 
motor  traffic  is  generally  recognized,  and  the  praetice  of  including  the 
erection  of  such  signs  in  the  work  of  construction  of  the  road  itself  is  becom- 
ing more  common. 

Conditions  in  United  States  (17).  "The  American  road  system  is  as  yet  so  is- 
perfectly  developed  nationally  and  is  so  rapidly  and  constantly  changing  that  so 
national  system  of  road  marking  can  be  adopted  until  the  road  system  itself  has  beet 
very  much  more  finally  and  permanently  established.  In  the  United  States  partka- 
larly  there  are  numerous  and  widely  separated  important  centers  from  which  ssaa 
routes  radiate,  which  condition  precludes  at  this  time  any  attempt  to  establish  a  nausea 
numerical  or  color  scheme  of  distinguishing  highways.  The  scope  for  considerausi 
therefore  narrows  down  to  the  determination  of  a  definite  marking  system  for  rasa 
traveled  highways  considered  singly." 

Classification.  Road  signs  are  of  two  general  classes,  distance  and  direct** 
signs,  and  warning  signs.  Each  class  of  signs  should  as  far  as  practicable 
be  uniform  in  size,  form,  color,  height,  distance  from  edge  of  road  and 

ktion  as  to  Distances  and  Directions  is  usually  combined  in  i 
located  at  cross-roads  and  forks.    Intermediate  distance  signs, 
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a  the  form  of  mile  posts,  while  not  essential  are  desirable  on  trunk 
oada. 

Materials.  Mile  posts  should  be  of  stone  or  concrete.  Signs  should  be 
f  malleable  cast  iron,  cast  iron  or  wood.  The  cost  of  iron  signs  precludes 
heir  general  use  at  present.  Wooden  signs  should  be  made  of  1-in  material, 
ubstantially  built  and  strongly  bolted  to  iron  or  wooden  posts  firmly  set 
a  the  ground.  The  signs  should  be  set  as  nearly  or  practically  at  a  uniform 
teight,  about  6  ft,  above  the  surface  of  the  road. 

Block  Lettering  should  be  used  of  a'  color  contrasting  with  the  body  of 
he  sign.  A  black  inscription  on  a  wfilte  ground  will  make  the  most 
jgible  sign. 

Examples  of  Signs.  A  form  of  iron  sign  successfully  used  by  the  Automobile 
nub  of  Minneapolis  is  made  of  malleable  c&t  iron,  30  in  long,  H  in  thick,  each 
ne  is  3  in  wide  with  2-in  letters,  border  and  letters  raised  about  H  in.  The  cast- 
ig  is  galvanized,  the  ground  then  painted  two  coats  of  white,  letters,  figures  and 
order  painted  black;  and  the  whole  finished  with  a  coat  of  spar  varnish.  The 
igpi  is  bolted  to  a  2^-in  galvanized  iron  pipe  set  in  a  concrete  base.  The  cost  of  these 
tgns  erected  is  given  as  about  $7.  This  sign  was  adopted  after  it  had  been  found 
npossible  to  maintain  wooden  signs  owing  to  their  destruction  by  hunters.  Fig.  10 
hows  a  type  of  wooden  sign  recommended  by  Messrs.  Evans  and  Batchelder.  This 
ign  is  36  by  13  by  1  in  thick,  the  size  of  the  letters  of  the  three  rows  being  4, 3  and  2  in 
aapectively. 

Evans  and  Batchelder  Report  to  3rd  Int.  Road  Cong.,  1913  (17). 

"  Stonb  Signb.  American  state  roads  should  have  well  designed  mile  stones  at 
saat,  and  preferably  M  and  M  mile  stones.  Sizes  and  forms  should  be  absolutely 
niform,  for  each  type,  and  in  all  states.  The  face 
f   mile  stones  should  bear  the  names  of  the  principal 
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erminal  points  of  that  road  section,  in  each  direction,      5ZNEW  YORK 
nd  numbers  giving  the  distance  in  round  miles  under 
ach  name  to  these  points.    On  the  side  of  the  stone     25,  NEWARK 
awards  the  approaching   traveler  should  appear  the      7   n  aim  Finn 
ame  of  the  next  settlement  in   that  direction,  with      '*  ruuwriLLU 

number  giving  the  round  miles  distant;  and  on  the     l^^^^M^M^  

ther  side  of  the  stone  visible  after  passing  should  ap-  w  iA  mA.  D  - 
ear  the  name  of  the  last  settlement  in  the  reverse  di-  **  1W*  wooden  Koad 
ection  with  a  number  giving  the  round  miles  distant.  °*^n 

!*he  H  *nd  H  loile  stones,  if  used,  need  only  be  marked 

rith  H  or  yi  or  not  at  all.  The  precise  size  and  form  of  stone  posts  together  with  the 
ottering  thereon  should  be  absolutely  determined  by  careful  engineering  design,  and 
he  same  type  of  post  with  its  appropriate  lettering  should  be  absolutely  maintained 
hruout  the  country.  The  lettering  should  be  reduced  to  a  minimum,  should  be 
•lain,  large  as  possible  and  of  such  formation  as  to  be  as  durable  as  possible;  and  a 
niform  principle  of  location  along  the  roadside  should  be  rigidly  adhered  to. 

"  Elevated  Signs.  These  naturally  divide  themselves  into,  (1)  distance  and  direc- 
ton  signs;  (2)  police  and  warning  signs;  (3)  warning  symbols.  Each  clan  of  these 
levated  signs  should  be  as  far  as  possible  absolutely  uniform  in  size,  form,  color,  and 
egular  height,  distance  from  edge  of  road,  and  location  with  respect  to  the  physical 
oad  peculiarity  which  it  purports  to  interpret.  These  factors  are  all  very  largely 
ontrollable,  and  merely  require  rigid  adherence  to  a  definite,  fore-ordained  system  of 
esign»  construction  and  location  by  all  authorities  touching  them.  In  general,  signs 
bould  be  strictly  limited  in  number  of  classes.  Too  few  classes  do  not  give  adequate 
if ormation  and  too  many  are  confusing.  The  organic  law  should  adequately  protect 
11  permissible  signs,  and  should  rigidly  exclude  those  of  an  advertising  nature  from 
he  highway.  The  higher  the  speed  of  a  passing  vehicle,  especially  under  conditions 
f  poor  light,  the  more  necessity  there  is  for  a  uniform  and  simple  sign  system.  There- 
Dre,  there  should  be  as  few  classes  as  possible;  with  a  uniform  size  assigned  for  each 
laos;  with  a  regulated  system  of  plain  block  lettering  showing  the  relative  impor- 
ance  of  points  visibly  by  the  difference  in  the  size  of  letters  all  with  a  uniform,  simple, 
bvious,  visible,  and  highly  contrasting  color  scheme,  and  uniform  as  to  location  in 
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relation  to  the  highway  points  described;  and  uniform  as  to  height  shore  the  rati 
and  the  distance  from  the  road,  as  far  as  possible  for  the  respective  rlasmn  of  ajg**. 
As  to  material,  cast  iron  signs  on  suitable  iron  posts  are  admittedly  the  nest,  but  lev 
countries  can  afford  xthe  expense  involved.  For  American  use,  therefore,  clear  whs* 
pine,  a  very  durable  wood  in  form  and  substance,  seems  the  best,  1  in  thick,  sliuaafr 
cleated  together,  heavily  riveted,  the  body  well  painted  white,  the  information  vol 
painted  in  black.  These  signs  should  be  bolted  strongly  to  suitable  wooden  posti 
well  set  in  the  ground.  All  signs  on  posts  should  be  6  ft  on  the  average  above  the  rami 
surface.  Signs  on  houses  or  other  supports  should  not  be  over  9  ft  above  the  rami 
surface.  Signs  at  a  uniform  height  above  the  road  for  each  class  are  much  more  east? 
read  at  speed,  as  any  observer  on  a  railroad  train  .will  notice  when  ittmrinc  a  aerial  of 
well  designed  stations.  If  a  sign  of  a  certain  class  is  15  ft  high  on  a  wall  or  buOdmg  st 
one  point  and  4  ft  high  on  a  fence  at  another,  with  varying  distances  for  others,  Cbt 
eye  of  the  traveler  wastes  time  in  locating  the  sign  Instead  of  having  all  the  time  arasV 
able  for  reading  the  sign,  which  should  be  definitely  anticipated  at  a  uniform  height 
above  and  distance  from  and  location  alongside  the  highway.  The  same  consadefaaoet 
demand  as  nearly  as  possible  a  uniform  distance  from  the  highway  and  a  uniform  zesr 
tion  to  road  vagaries.  For  instance,  at  cross-roads,  a  descriptive  sign  should  aftsaji 
be  at  a  uniform  location;  and  a  warning  sign  of  a  steam  railroad  croesma;  or  otasr 
obstacle  or  danger  should  always  be  a  uniform  distance  back  of  the  obstacle  warned. 

"  Details  op  Distance  and  Direction  Signs.  Double  distance  and  direction  agm 
should  be  36  in  long  by  17  in  deep  if  carrying  three  rows  of  names  and  mileages,  witat 
fourth  row  giving  authority  or  the  club  name  responsible  for  the  sign;  and  36  a 
long  by  15  in  deep  if  without  the  fourth  line.  All  letters  and  numbers  must  be  of  tat 
plainest  and  most  obvious  block  type,  the  largest  or  most  important  row  of  letftsa 
being  4  in  deep;  the  second,  reading  down,  8  in  deep;  the  third  2  in  deep,  and  the  eh* 
or  location  authority  1  in  deep.  These  letter  and  number  sixes,  while  sumexctiv 
clear  and  obvious,  do  not  make  the  sign  unduly  large  or  costly.  Single  distance  sod 
direction  signs  should  be  20  in  long  by  17  in  deep,  if  with  the  fourth  row  of  letterfe*. 
or  16  in  deep,  without  the  fourth  row  of  lettering.  Single  direction  signs  should  at 
6  in  by  21  in  for  use  in  addition  to  all  other  signs  for  constant  duplication  along  tat 
highway  where  a  road  section  happens  to  be  obscure  or  tangled." 

Wallis  Report  on  Color,  Sidewalk  Signs  and  nitimination  of  Signs  (34) 

"Color.  Maximum  legibility  requires  strongly  contrasting  color  combtnatkss. 
Black  letters  on  a  white  background  are  common,  but  more  popular  at  present  a  * 
white  letter  on  a  ground  of  royal  or  ultramarine  blue,  most  of  the  enameled  boa  aga 
being  in  these  colors.  The  latter  combination  is  more  attractive  in  appearance  asm 
black  and  white  and  is  very  legible  by  day  or  night.  Silver  gray  or  ahsndznaa  SI 
black  is  particularly  effective,  especially  after  dark.  Gilt  or  gold-leaf  letters  on  bssfc 
used  on  wooden  signs  in  Boston  are  dignified  and  effective.  Red  is  seldom  used,  ttte 
Washington,  D.  C,  uses  clear  glass  letters  blown  in  a  ruby  glass  plate,  and  in  seven! 
northern  New  Jersey  towns  ruby  letters  are  blown  in  a  dear  glass  background.  Wash- 
ington also  uses  a  cast  aluminum  sign  painted  slate-gray  with  letters  outfitted  in  goM 
leaf.  Aluminum  letters  on  black  enameled  steel  are  used  in  Rochester,  N.  Y,  ssi 
zinc  on  black  lacquered  plates  in  Fall  River,  Mass.  San  Francisco  used  white  kctas 
on  brown-enameled  plates.  Aluminum  bronse  letters  on  a  green  background  in 
used  in  Minneapolis. 

"  Sidewalk  Signs.  Several  cities  have  placed  street  names  on  sidewalks  near  tie 
curb  at  the  intersection,  on  the  top  or  face  of  the  curb,  and  on  gutter  plates.  Tfeaa 
can  not  be  read  from  cars  or  other  vehicles,  where  there  are  many  pedestrians,  a 
when  there  is  snow  on  the  sidewalks.  In  some  cities  brass  or  cast  iron  name  plates  cs 
set  in  the  sidewalk  flush  with  the  surface;  in  others,  tile  or  composition  letters  d 
contrasting  color  are  set  into  the  concrete  when  it  is  laid,  or  the  letters  are  stsmpsi 
into  the  green  concrete  with  brass  dies.  Fremont,  Neb.,  uses  cast  iron  gutter  phas 
with  the  name  cast  in  the  surface.    A  few  cities  paint  the  name  on  the  face  of  the  carl 

"  Illumination  at  Night.    This  has  been  effected  by  using  transparent,  transhzesA 

or  perforated  signs  of  various  types,  supported  in  metal  frames  or  brackets  arses* 

street  lamps.    With  cluster  incandescent  electroliers  the  signs  are  usually  pises) 

-n<i  the  central  globe.    An  inexpensive  and  fairly  common  practice  is  to  pass 

eet  names  directly  on  the  face  of  the  globe.    In  some  cases  the  name  is  bJov* 

i  glass.    On  the  more  important  corners  of  Washington,  D.  C,  a  lantern  s 
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wed  with  sides  of  ground  glass  on  which  the  name  is  painted  in  black,  inside  which  a 
small  gas  or  electric  lamp  is  placed." 

16.    Warning  Signs 

Warning  Signs  or  Symbols  should  be  used  to  give  notice  of  sharp  turns, 
grades,  road  and  railroad  crossings  or  other  physical  features  of  the  road 
which  call  for  the  exercise  of  additional  care,  as  well  as  to  give  information 
9f  special  speed  or  police  regulations.  While  a  very  great  variety  of  design 
and  types  of  danger,  precautionary  and  police  signs  exists,  it  is  recognized 
that  they  should  conform  as  far  as  practicable  to  the  following  requirements: 
They  should  be  conspicuous  and  easily  and  quickly  read,  and  therefore 
soncise;  should  specify  the  character  of  danger  to  be  guarded  against 
lad  should  be  located  at  such  a  distance  from  the  danger  point  as  to  give 
unple  time  to  be  acted  upon. 

At  Railroad  Grade  Crossings  dependence  should  not  be  placed  solely 
>n  the  railroad  danger  sign  located  on  the  right-of-way,  but  "additional 
signs  should  be  erected  several  hundred  feet  distant  from  the  crossing. 
In  excellent  system  of  grade  crossing  signs  is  used  in  one  state  having  a 
lumber  of  improved  roads  crossing  a  trunk  line  carrying  frequent  express 
ervice;  a  sign  is  placed  500  feet  from  the  crossing  with  the  legend  "  Rail- 
oad  Crossing  600  Feet."  Two  hundred  and  fifty  feet  beyond  is  a  second 
ign  reading  "  Railroad  Crossing  250  Feet"  and,  where  power  is  available, 
his  sign  is  lighted  by  several  incandescent  lamps. 

The  Inscription  should  be  conspicuous  and  brief.  Letters  from  6  to 
i  in  in  height  should  be  employed.  The  following  are  some  of  the  forms  of 
ascription  commonly  used:  Danger;  Danger  Sharp  Curve;  Slow;  Slow 
town;  Sharp  Curve. 

Forms  of  Warning  Symbols  Adopted  by  the  International  Road  Congresa, 
rhich  embodies  all  the  essential  features  of  a  good  sign  are  shown'in  Figs.  11, 
2,  13,  14  and  15.     The  standard  sign  is  18  by  24  in,  painted  black  with  white 


g.  11.  Croae       Fig.  12.  Turn        Fig.  IB.  Turn      Fig.  14.  Danger-      Fig.  16.  RaJO- 
Roads  to  the  Right  to  the  Left  ous  Descent  road  Crossing 

fmbolfl.  If  desired,  the  name  of  the  club  erecting  the  sign  can  be  painted 
i  black  on  a  yellow  band  across  the  top  of  the  sign.  These  signs  cost 
bout  $0.50,  exclusive  of  the  cost  of  erection. 

Traffic  Regulation  Signs  should  be  erected  on  the  main  highways  enter- 
ig  a  city.  Speed  zones  within  the  city  and  individual  streets  for  which 
>ecial  regulations  are  applicable  should  also  be  marked.  A  speed  sign 
lould  have  the  maximum  permissible  speed  in  conspicuous  letters,  with 
ie  town  or  zone  limits  and  the  authority  for  the  ordinance  in  a  smaller 
iBcriptioo.     On  city  streets  the  signs  should  be  located  at  the  curb,  about 

ft  above  the  sidewalk  and  as  small  as  practicable,  consistent  with  con- 

>icuousness  and  legibility. 

Use  of  Portable  Traffic  Signs  (18).    "Many  municipalities,  both  large  and  small, 
c>  using  fixed  or  portable  signs  for  several  purpose!  connected  with  traffic  control, 
0  more  common  being  to  prevent  cutting  of  corners  at  street  intersections;  to  regu- 
te  the  parking  of  vehicles;  and  to  give  warning  of  dangerous  conditions, 
"Traffic  signs  should  be  uniform  in  shape  and  size  and  carry  the  least  amount  of 
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wonfogwMch  will  make  the  meaning  plain.  Circular  disks  from  12  to  18  in  m 
are  becoming  common,  as  they  are  readily  distinguished  from  the 
which  are  so  frequently  seen  on  streets  and  highways.  To  be  of  service,  ine 
attract  attention  and  for  this  reason  strongly  contrasting  colors  are  used.  Red. 
the  universal  danger  or  warning  color,  is  the  one  most  commonly  usedl  the  lettaag 
ordinarily  being  in  white  or  aluminum  letters  on  a  red  background,  in  order  that  the 
red  may  predominate  and  cause  the  light  color  to  show  plainly  on  the  dark  luni  kgji— <i 
Other  combinations  used  are  black  and  white,  black  and  aluminum,  and  Use  asi 
white. 

"  Portable  Standards  are  usually  about  5  ft  high  and  made  so  that  the 
'Drive  to  the  Right,'  or  some  similar  notice  is  visible  from  each  of  the  four 
of  approach.    They  should  be  so  constructed  that  they  wOl  not  be 
tipped  over.    If  they  are  to  be  left  in  place  at  night,  they  should  be  fitted  to  hoM  » 
lamp  or  lantern,  unless  they  are  well  lighted  by  nearby  street  lamps. 

"  Many  municipalities  find  it  necessary  to  restrict  the  parking  of  vehicles  in  certaw- 
districts  to  prevent  the  blocking  of  streets  and  interference  with  business.  &» 
prohibit  parking  in  front  of  hotels,  theaters  anc>  other  places  where  a  large 
of  patrons,  arrive  or  leave  by  motor  vehicles.  Others  set  aside  whole  blocks 
vehicles  are  not  allowed  to  stand,  and  some  allow  parking  in  the  center  of  the 
or  on  one  side  only.  On  account  of  this  lack  of  uniformity  in  different  localities, 
in  which  parking  is  restricted  or  prohibited  should  be  plainly  marked.  i 

"For  warning  or  caution  SIGNS  marking  danger  points,  bright  red  disks  18  is  a 
diameter  on  permanent  posts  or  standards  outside  of  the  traveled  portion  of  the  start! 
are  very  effective.  Signs  smaller  than  18  in  should  not  be  used,  as  they  coaM  s* 
then  be  read  or  would  not  sufficiently  attract  attention  at  a  considerable  chstsse. 
Warning  signs  should  be  7  or  8  ft  high,  and  placed  50  to  76  ft  from  the  point  of  danger." 

I 
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HIGHWAY  BRIDGES 

1.    Location  and  Waterway  for  Highway  Bridges 

Preliminary  Investigations.  The  great  majority  of  highway  bridges  are 
built  across  rivers  and  streams,  altho  it  oftentimes  happens  that  a  high- 
s/ay must  be  conducted  over  a  railroad  right-of-way,  and  sometimes  over 
pother  highway  which  is  at  a  different  level.     Special  local  conditions 


♦By  E.  H.  Rockwell,  Professor  of  Structural  Engineering,  Tufts  College. 
**By  Charles  B.  Brown,  Professor  of  Civil  Engineering,  University  of  Maine* 
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may  influence  the  location.  If  the  river  is  navigable,  Government  rego- 
lations  must  be  met.  If  the  bridge  is  to  connect  a  highway  in  a  thickly 
settled  community,  its  location  will  be  practically  determined.  If  it  is  a 
country  bridge,  oftentimes  the  highway  approaches  may  be  changed  to 
allow  the  most  economical  location.  In  deciding  upon  the  site,  it  is  usually' 
necessary  to  make  a  contour  survey  of  one  or  more  locations.  Such  a 
survey  should  show  enough  topography  so  that  a  careful  study  may  be 
made  in  the  office  of  existing  conditions,  and  should  include  soundings 
of  the  river-bed,  together  with  as  much  data  as  possible  regarding  its  com- 
position. It  is  oftentimes  necessary  to  make  borings  to  determine  the 
character  of  the  subsoil  and  to  locate  a  suitable  foundation  for  piers  and 
abutments.  The  elevation  of  high  and  low  water,  as  well  as  an  average 
high  stage,  should  be  determined,  together  with  some  idea  of  the  frequency 
of  occurrence.  In  addition,  it  is  well  to  have  information  regarding  the 
velocity  and  set  of  the  current.  After  the  definite  site  has  been  decided 
upon,  it  is  necessary  to  make  an  accurate  location  of  the  center  line  of  the 
bridge  in  order  to  obtain  its  true  length  and  definitely  locate  piers  and 
abutments.  This  is  usually  done  by  triangulation,  and  consists  of  measur- 
ing the  distance  between  two  points,  one  on  each  side  of  the  river,  by  laying 
off  a  carefully  measured  base  from  one  of  these  points  along  the  shore  or 
bank  of  the  river,  and  measuring  the  angles  formed  at  each  end  of  the 
base  by  lines  to  the  point  on  the  other  side  of  the  river.  The  degree  of 
precision  necessary  in  measuring  the  base  will  depend  upon  existing  con- 
ditions, and  may  range  from  the  use  of  a  standard  300-ft  steel  tape,  making 
corrections  for  temperature,  grade,  etc,  to -the  use  of  an  ondinary  lQO-ft 
steel  tape.  The  course  should  be  measured  several  times  and  a  mean  re- 
suit  obtained.  For  refined  methods  see  Sect.  5,  Arts.  6  and  35  (4),  (14) 
and  (17).  The  ordinary  case  for  highway  bridges  usually  will  be  satisfied 
by  careful  work  with  a  100-ft  steel  tape  used  on  the  base,  and  for  the  angtee 
by  the  use  of  a  properly  adjusted  transit  which  reads  to  single  minutes, 
provided  each  angle  is  repeated,  first  to  the  right  and  then  to  the  left*  and  & 
mean  value  taken.  With  these  two  angles  and  the  included  side,  the  rliafaw 
between  the  two  sides  of  the  river  may  be  determined  by  trigonometry. 

The  Waterway  beneath  the  bridge  depends  upon  the  amount  of  con- 
gestion caused  by  piers  and  abutments.  The  channel  must  not  be  unduly 
obstructed,  so  that  in  time  of  freshet  the  structure  will  not  be  endangered 
by  the  ice,  swirls  and  eddies  causing  washouts,  and  floating  logs  and  d6bm 
The  chief  point  to  be  determined  is  the  rise  in  water  level  which  ocean 
just  up  stream  from  the  piers,  the  rise  at  the  piers  being  less  than  this 
amount.  The  average  case  may  require  no  mathematical  investigation. 
the  judgment  of  the  engineer  being  used  to  obtain  a  proper  elevation  of  the 
bridge  above  high  water.  In  cases  where  the  depth  in  proportion  to 
the  width  is  considerable,  or  where  the  river  is  spanned  by  a  number  of 
plate  girders  or  arches,  the  following  formula  by  Merriman  (16a)  may  be 
used.  In  extreme  cases,  the  problem  may  become  more  complicated,  re- 
quiring a  more  careful  study  by  the  principles  of  hydraulics.  In  any  ca*. 
such  solutions  are  apt  to  be  more  or  less  approximate,  and  the  judgment  of 
the  engineer  must  be  taken  into  consideration. 

C<Tq     [  H  B  (H  +  a)*  +16  D  (H  +  h)*\  -  q 

original  width,  b  «=  contracted  width,  D  -=  depth  of  water  before 

ng  the  opening,  H  =  rise  in  water  level,  q  =  discharge  of  stream 

per  sto,  h  »  head  due  to  velocity  of  approach.    The  ooefitcieat  C 
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nay  be  taken  as  0.9  for  piers  with  round  ends,  and  0.8  for  triangular  cut- 
raters.  In  order. to  arrive  at  such  determinations,  data  upon  the  volume 
if  discharge  is  necessary. 

Discharge  Dalca  may  come  under  one  of  three  cases.  (1)  Records  at 
ome  gauging  station  near  the  location.  (2)  Records  at  some  point  on  the 
ame  river  some  distance  away,  or  on  a  similar  river.  (3)  No  records  at  all. 
n  case  2,  find  drainage  area  at  site  of  bridge  and  .consider  discharges  as 
>eing  proportional  to  drainage  area.  Case  3  will  seldom  occur  where  it 
an  not  be  reduced  in  some  way  to  case  2.  Note  that  flood  measurements 
if  discharge  are  usually  less  reliable  than  medium  or  low  water  measurements. 

3.    Economical  Length  and  Cost  of  Highway  Bridges 

Span  Length.  In  detennining  the  number  of  spans  to  use,  consideration 
hould  be  given  to  the  principle  that  the  cost  of  the  superstructure  should 
Qual  the  cost  of  the  substructure  in  order  for  the  total  cost  to  be  a  mini- 
num.  This  requires  a  careful  preliminary  study,  especially  where  more 
han  one  span  is  necessary,  or  where  it  is  a  question  of  one  long  span  or 
wo  shorter  spans.  Estimates  should  be  made  of  the  cost  of  the  bridge 
bself,  and  of  the  piers  and  abutments,  for  different  combinations.  The 
trst  cost  of  a  bridge  is  not  the  only  item  which  should  receive  consideration 
a  an  economical  study  of  the  problem.  The  life  of  the  structure  should  be 
onsidered.  Many  highway  bridges  of  cheap  construction  have  proved  too 
ight  and  altho  stable  for  a  time,  they  have  lacked  stiffness  when  subjected 
o  a  moving  load  and  have  soon  become  unfit  for  use  without  constant  re- 
»airs.  A  properly  designed  steel  highway  bridge  if  kept  painted  should 
iave  a  life  of  at  least  from  40  to  50  years.  Wooden  floors  must  be  replaced 
bout  every  4  years.     Reinforced  concrete  bridges  should  last  indefinitely. 

The  Economic  Depth  and  Panel  Length  of  trusses  as  determined  by 
xperience  are  shown  by  the  following  tables  as  given  by  Ketchum  (15b), 
2  "  Structural  Engineers'  Handbook." 

Depths  and  Panel  Lengths  of  Thru  Highway  Bridges 
Used  by  American  Bridge  Company 


Type  of  Trust 

Span  in  ft 

No.  of 
Panels 

Ratio  of  Depth 
to  Panel  Length 

ratt,  riveted  and  pin-eon- 

80  to   90 
96  to  126 

133  to  147 
152  to  168 

5 
6 

7 
8 

1.0 
1.0 

1.0 

1.1 

tuadrangular,  Warren  riveted. 

80  to    90 
90  to  114 

5 

6 

1.0 
1.0 

119  to  133 
135  to  152 

7 
8 

1.0 

1.1 

asnel-back,  pin-connected 

162  to  180 
190  to  220 

9 
10 

10, 
1.0. 

1.159,  1.25.     1.29 
1.238,  1.28,     1.43 

240  to  276 
294  to  322 

12 
14 

1.0, 
10, 

1.397.  1.555,  1.714 
1.86,     1.60,     1.84, 

2.00 

ypes  of  Bridges  Adopted  in  the  American  Bridge  Company's  Standards 

ratt,  pin-connected  trusses 80  to  168  ft  span 

ratt,  riveted  trusses 80  to  168  ft  span 

barren,  quadrangular,  riveted  trusses 80  to  152  ft  span 

aciioed  chord  Pratt  (camel-back)  pin-connected  trusses 168  to  220  ft  span 

etit  trusses,  pin-connected 220  ft  span  and  over 
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The  Cost  of  Bridges  includes  cost  of  material,  fabrication,  erection  and 
transportation.  The  cost  of  fabrication  and  erection  can  not  be  accurately 
given  but  the  following  figures  taken  from  Ketchum's  "  Structural  Engi- 
neers' Handbook  "  (1914)  (15b)  may  be  used  as  a  guide  for  estimates. 

"The  cost  of  material  varies  with  the  market  and  may  be  found  quoted  in  the  varioei 
engineering  journals. 

M,The  cost  of  fabrication  includes  cost  of  drafting  and  cost  of  shop  labor.  To  the 
should  be  added  cost  of  mill  details  for  materials  ordered  directly  from  the  rofet 
mill  which  is  cut  to  exact  length  and  punched,  such  as  joists  and  similar  incmben. 
The  cost  of  drafting  will  be  from  $1  to  $2  per  ton  where  sketch  details  are  used,  sat 
from  $2  to  $4  per  ton  where  members  are  detailed  separately.  The  coats  of  shop 
labor  may  be  estimated  for  the  structure  as  a  whole  according  to  the  following  data 
and  are  exclusive  of  fence  and  joists  and  include  detailing  and  one  coat  of  shop 
For  reaming  add  0.15  cents  per  lb. 


Approximate  Shop  Costs  of  Pin-Connected 

Bridges  weighing     6  000  lb  and  less 1  .SO  cents  par  ft 

Bridges  weighing     5  000  to    10  0001b 1.20  cents  per* 

Bridges  weighing    10  000  to    20  000  lb 1 .00  cents  per  ft 

Bridges  weighing   20  000  to    40  000  lb 0.90  cents  per* 

Bridges  weighing   40  000  to    60  000  lb 0.80  cents  pern 

Bridges  weighing   60  000  to  100  000  lb / 0.75  cents  pern 

Bridges  weighing  100  000  to  160  000  lb 0.70  cents  per* 

Bridges  weighing  160  000  lb  and  up 0.66  cents  peri 


Approximate  Shop  Costs  of  Riveted  Truss  Bridges 

Bridges  weighing      5  000  lb.  and  less 1 .  15  cents  per  ft 

Bridges  weighing      5  000  to    10  0001b 1.00  cents  perB 

Bridges  weighing    10  000  to    20  0001b 0.90  cents  per* 

Bridges  weighing    20  000  to    40  0001b 0.85  cents  pa » 

Bridges  weighing   40  000  to    60  0001b 0.76  cents  per  lb 

Bridges  weighing    60  000  to  100  000  lb 0.70  cents  pern 

Bridges  weighing  100  000  to  150  000  lb 0.65  cents  per  ft 

Bridges  weighing  150  000  lb  and  up 0.60  cents  per  ft 

Approximate  Shop  Costs  of  Plate  Girder  Bridges 

Spans  weighing    10  000  lb  and  less 0.90  cents  parB 

Spans  weighing    10  000  to    20  000  1b 0.86  cents  per  & 

Spans  weighing    20  000  to    40  0001b 0.75centsperft 

Spans  weighing    40  000  to    60  0001b 0.70  cents  per* 

Spans  weighing    60  000  to  100  000  lb 0.60  cents  per  ft 

Spans  weighing  100  000  lb>nd  up 0.50  cents  perft 


"Card  of  Mill  Extras.  For  cost  of  fabrication  of  joists  estimate  according  to  tat 
following  cost  of  mill  details:  If  the  estimate  is  to  be  based  on  card  rates  it  will  be 
necessary  to  have  the  subdivisions  a,  b,  c,  d,  e,  f,  r,  etc,  as  follows: 

a  =  0.15  cents  per  lb.  This  covers  plain  punching  one  sise  of  hole  in  web  eeb- 
Plain  punching,  one  size  of  hole  in  one  or  both  flanges. 

b  =  0.25  cents  per  lb.  This  covers  plain  punching  one  size  of  hole  either  in  etb 
and  one  flange  or  web  and  both  flanges.  The  holes  in  the  web  and  flanges  must  be 
of  the  same  size. 

c  =  0.30  cents  per  lb.  This  covers  punching  of  two  sixes  of  holes  in  web  onb*. 
Punching  of  two  sixes  of  holes  either  in  one  or  both  flanges.  One  size  of  hole  in  est 
flange  and  another  size  of  hole  in  the  other  flange. 

d  »>  0.35  cents  per  lb.  This  covers  coping,  ordinary  beveling,  riveting  or  bolusf 
of  connection  angles  and  assembling  into  girders,  when  the  beams  farming  such  prdea 
are  held  together  by  separators  only. 

e  —  0.40  cents  per  lb.    This  covers  punching  of  one  size  of  hole  in  the  web  tsi 
'  Vm>  size  of  hole  in  the  flanges. 

.15  cents  per  lb.    This  covers  cutting  to  length  with  less  variation  than  ±  H  *• 
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r  -"  0.50  cents  per  lb.  This  covers  beams  with  cover  plates,  shelf  angles,  and  ordi- 
nary riveted  beam  work.  If  this  work  consists  of  bending  or  any  unusual  work,  the 
beams  should  not  be  included  in  beam  classification. 

"  Shop  Costs  of  Individual  Parts  of  Bridges.  The  cost  of  fabricating  joists  and 
other  similar  members  should  be  estimated  on  the  basis  of  mill  details,  which  see. 

**  Eye-Bars.  The  shop  cost  of  eye-bars  varies  with  the  size  and  length  of  the  bars 
and  the  number  made  alike.  The  following  costs  are  fair  averages:  Average  shop 
soots  of  bars  3  in  and  less  in  width  and  H  in  and  less  in  thickness  are  from  1.20  to 
1.80  cents  per  lb,  depending  upon  the  length  and  size.  A  good  order  of  bars  running 
2^inx^to3inxMin,  and  from  16  to  20  ft  long,  with  few  variations  in  size,  will 
Bost  about  J  .20  cents  per  lb.  Large  bars  in  long  lengths  ordered  in  large  quantities 
Ban  be  fabricated  at  from  0.55  to  0.75  cents  per  lb.  To  get  the  total  cost  of  eye-bars 
the  cost  of  bar  steel  must  be  added  to  the  shop  cost. 

"  Chords,  Posts  and  Towers.  In  lots  of  at  least  four,  the  shop  cost  is  about  as 
follows:  Members  made  of  two  channels  and  a  top  cover  plate  with  lacing  on  the 
txyttom  aids,  or  two  channels  laced  on  both  sides  cost  about  1.00  to  0.85  cents  per 
[b  for  pin-connected  members  weighing  from  600  to  1500  lb;  and  about  0.80  to  0.70 
pents  per  lb  for  members  with  riveted  end  connections.  Members  made  of  four  angles 
laced  cost  from  0.80  to  1.10  cents  per  lb  for  members  with  riveted  ends.  Members 
otiade  of  two  angles  battened  will  cost  about  0.50  cents  per  lb.  Angles  used  without 
md  connections  should  have  their  cost  estimated  on  the  basis  of  mill  details,  which  see. 

**  Pins.  The  cost  of  chord  pins  will  vary  with  the  size,  number  and  other  require- 
ments. The  shop  cost  of  chord  pins  and  nuts  may  be  estimated  at  from  2  to  8  cents 
per  lb.  Rollers  will  cost  practically  the  same  as  pins.  Rolled  rounds  (pin  rounds) 
tre  used  for  making  pins  and  rollers. 

"  Latticed  Fence.  The  shop  cost  of  light,  simple,  latticed  fence,  made  of  two  2  inz2 
in  angles,  with  double  lacing  and  about  18  in  deep,  will  be  about  2  cents  per  lb;  while 
(he  shop  cost  of  latticed  fence,  with  ornamental  rosettes  or  ornamental  plates,  may  be 
is  much  as  4  to  5  cents  per  lb. 

•*  Floor  Beams  and  Stringers.  Plate  girders  used  for  floor  beams  and  stringers  will  cost 
Erom  0.60  to  1.25  cents  per  lb,  depending  upon  the  weight,  details  and  number  made  at 
xne  time.    Floor  beams  made  of  rolled  I-beams  will  cost  from  0.50  to  0.75  cents  per  lb. 

**  The  Cost  of  Erection  includes  (1)  cost  of  hauling  to  the  site;  (2)  falsework  and 
placing  steel  in  position;  (3)  riveting;  (4)  painting.  Hauling  may  be  estimated  as 
ibout  25  cents  per  ton  mile  plus  from  25  to  50  cents  per  ton  loading  and  unloading. 
falsework  under  ordinary  conditions  will  cost  $6  to  $8  per  thousand  plus  the  cost  of 
£ie  timber.  If  piles  are  to  be  driven  for  a  foundation,  their  cost  will  vary  with  local 
conditions.  These  may  be  estimated  as  from  20  to  60  cents  per  lin  ft  in  place.  The 
sost  of  placing  and  bolting  is  about  as  follows: 

Spans    80  to    60  ft $12  to  $16  per  ton 

Spans    60  to  100  ft 10  to    12  per  ton 

Spans  100  to  150  ft 9  to    10  per  ton 

Spans  150  ft  and  over 8  per  ton 

"The  cost  of  riveting  in  pin-connected  spans  will  vary  from  7  to  12  cents  per  rivet 
rhile  the  cost  in  riveted  trusses  will  be  from  6  to  10  cents  per  rivet.  The  number 
if  rivets  in  thru  riveted  spans  will  be  about  250  to  800  for  a  four-panel  bridge,  and 
[800  to  1500  for  a  nine-panel  bridge.  Pin-connected  bridges  have  about  one-third  to 
me-half  as  many. 

"Transportation  depends  upon  freight  rates  between  different  points,  information 
^garding  which  may  be  obtained  from  the  railroads. 

44  Cost  of  Painting.  Structural  steel  should  be  painted  with  one  coat  of  linseed  oil, 
inaeed  oil  with  lampblack  filler,  or  red  lead  paint  at  the  shop;  and  two  coats  of  firet- 
•lass  paint  after  erection.  The  two  field  coats  should  be  of  different  colors,  care  being 
isjed  to  see  that  the  first  coat  is  thoroly  dry  before  applying  the  second  coat.  Light 
itructural  work  will  average  about  250  sq  ft  and  heavy  structural  work  about  150 
iq  ft  of  surface  per  ton  of  metal,  and  will  take  about  H  gal  of  paint  for  the  first  coat 
izul  %  C*l  for  the  second  coat  per  ton  of  steel.  A  good  painter  should  paint  1200 
x>  1600  sq  ft  of  plate  surface  or  300  to  500  sq  ft  of  structural  steel  work  in  a  day  of 
\  hr.  A  thick  red  lead  paint  mixed  with  30  lb  of  lead  to  the  gallon  of  oil  will  tak» 
tally  twice  as  long  to  apply  as  a  graphite  paint  or  linseed  oil." 
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3.    Loads  for  Highway  Bridges 
Outer  and  loner  Forces.    A  bridge  must  be  designed  and  built  to  earn; 
the  loads  which  come  upon  it.     The  loads  bring  into  action  the  supports, 
s,  which,  together  with  the  loads,  arc  called  outer  forces.    Tic 


a  jam  of  Tram  In  ft. 
Fig.1 


regard  to  the  outer  form 
when  the  reactions  may  bt 
found  by  statics.  In  genoiL 
a  structure  upon  two  ptjnt) 
of  support  has  the  point;  of 
application  of  these  reacODH 
'known.  This  leaves  at 
magnitude  and  direction  of 
each  reaction  unknown.  Bj 
placing  rollers  under  one  up- 
port,  or  in  some  way  amus- 
ing a  sliding  device,  this  re- 
action may  be  assumed  U 
take  no  horiaontal  romjo- 
nent  and  thus  its  dirertM 
becomes  known,  and  leave 
only  three  unknown  value. 


The  dead  load  L 


Since  there  are  three  statical  equations  of  equilibrium,  theee 

found.     In  the  case  of  a  bridge  with  one  end  on  rollers  and  all  the  lo** 

vertical,  the  problem  becomes  even  mo 
Loads  may  be  divided  into  (1)  oka 

weight  of  the   bridge.     The  live   jm 

bad  is  the  load  which  may  be  re-  | 

moved   from   the  structure,  and  g " 

may  be  either  fixed  or  moving,  and  ^  M 

will  vary  with  the  local  conditions,  g 

It  may  take  the  form  of  a  unl-   j** 

rormly  distributed  load  such  as  m   |  n 

lb  per  lin,  or  sq.  ft.      It  may  cover  p 

all,  or  only  a  portion,  of  the  space.   B 

It  may  also  take  the  form  of  con-   1  v> 

of  lit  rated  loads.  1  w 

Dead  Loads  are  found  by  si 

cessive  approximations;     that 

the   dead   load   is   assumed,   the  £_  ,_ 

structure  designed,  and  the  weight   2 

computed;    this  computed  weight  9" 

is  compared    with    that  assumed    t  m 

and;  if  found  to  differ  materially,  Bum  or  Troasnt  In  n.  ' 

a    new   weight   is   taken  and  the  p^  g 

structure  redesigned.    The  weight 
"  i  bridge  includes  (1)  weight  of  metal,  and  (2)  weight  of  other  maWraL 
as  flooring.     Owing  to  a  greater  variation  in  width  of  roadway  •*> 
a   in  highway   bridges  than  in  railroad   bridges,   formulas   will  art 


.  ?« 
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jve  bo  close  an  approximation  to  the  weight  of  the  former  as  to  the  weight 
>f  the  latter. 

Figs.  1  to  5.  taken  from  Ketchuro's  "  Design  of  Highway  Bridges"  (15a), 
jive  the  weight  of  several  types  of  j_ 
rueses  for  different  span  lengths. 
i"ifi.  6  gives  the  weight  of  lateral 
•racing,  and  Fin.  7,  the  ^weight  of 
lour  beams.  In  each  case,  the 
reight  of  flooring  and  stringers 
mist  be  figured  separately  and  in- 
luded.  By  use  of  these  curves, 
.  very  fair  estimate  of  dead  load 
aay  bo  made. 

Live  Loads  on  a  highway  bridge 
nay  include  wbiqht  op  traffic 

OAna.  The  amounts  of  these 
jiwls  axe  given  in  apecifica- 
ions.     The  traffic  load  should  be 

nsumed   with   reference   to    the  pj_  3 

jcution  of  the  bridge,  and  due 

egard  should  be  given  to  future  possible  conditions.  Impact  stresses  may 
c  treated  in  one  of  two  ways.  The  allowable  unit  stress  for  live  load 
lay  be  reduced  or  the  live  load  stress  in  different  members  may  be  in- 
reased.  This  last  is  obtained  by  a  formula  which  usually  takes  the  follow- 
ing  form: 


•feSO 


where  impact  is  the  impact  atress 
as  to  be  added  to  the  live  stress,  S 

U  is  the  live  load   stress,    L  is  the 

length  which  was  loaded  to  pro- 
duce the  live  load  stress,  and  C 
M  and  C,  are  constants.    The  weight 

M  of  snow  and  ice  varies  with  the 

latitude  and  may  be  taken  as  30 
lb  per  sq  It  in  northern  New  Eng- 
M  land,  20  lb  per  sq  ft  in  latitude 

as  of  New  York  City,  and  10  lb  pet 

sq    ft   in    latitude  of  Baltimore. 
The    teupeuatuhe     load   may 
amount   to   the   reaction   multi- 
is,  plied  by  the  coefficient  of  friction 
Ipsa  «■(  Trasses  la  Ft  °f  'ne  rollers.      An   allowance  of 
Pig  4               '  83"  C  (150°  F)  requires  a  space 
for  a  motion  amounting  to  'A  in 
ii*  each  10  ft  of  length.    This  load  is  usually  negligible  in  considering  stresses 
i  bridge  members, 

4.    Specification!*  for  Highway  Bridges 
Specifications  for  Steel  Highway  Bridges  have  been  written  by  various 
insulting  engineers  and   bridge  companies.     The  following  extracts  are 
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taken  from  the  (our  different  specifications  given  below.  The  letter  afar 
each  item  shows  its  source.  It  should  be  noted  that  all  eicept  Cooper 
allow  for  impact  liy  increasing  the  live  load  stresses.  Key :  C  —  ( 'ooprr 
1909  (Revised  by  Berber) 
|  (8);   O  =Ostni|i.  !9U  (IS-, 

g  K  -  Ketchum,  1914  (15b): 

£  M  -    Mass.  R.  R.  ( 

J  1908. 

I  Tyae*. 

1  rolled  beams  up  to  20ft. M.0; 

upW»fr,C;n, 
I    rolled  hwl 
r»  IS  to  30  ft.  M;  M 
U  40  ft,  C,  Oj  plate  tinier.  N 
to   70    ft,  M;    iU   to   70  ft.  0; 
■   ■  ralOtost 
or  rrrasal 
SO  It,  K;  n 
to  100  ft,  0; 

IklSl! 

160  ft,  O;    rivWd 

ted  era— lHai 
to  160  It,  K;mb 


Fir,  5 


120  ft 


3-200  tt.ll. 


H.0.K;  i 
Clearance*.    Seven  feet  on  each  ride  of  track  center  at  heights  a  _     . 

top  of  rail,  C,  O,  K;  at  heifhts  between  10  in  and  12  ft  above  rail,  at;  on  cb 
track,  and  equivalent  on  curves.  Fifteen  feet  dear  above  rail,  C:  same  for  ark 
8  ft  above  track,  M,  K;  for  width  6  (t,  O;  for  country  bridge*  not  carrying  el 
cats  12 ]4  ft  clear  above  roadway,  C,  K,  O;  for  such  city  bridges  14  It,  O. 


1 

•^lofLunl 

■HWUaw  Portals,  ast  M 

of. iaUirjBr.tr. 

, 

a   * 

Span  Of  Bridge  to  Ft 

Fig.  6 

r|i  allocation.     Coophr:     Ai,  city  bridges  buckle  plat*  Boon  and  paving  on  rss- 

"**se;   At.  city  bridge!  plank  flooring;  B,  suburban  or  interurban  hridgea  canr 

-  electric  cars;  C,  town  or  country  bridges  carrying  light  can,  or  heavy  keel 

rlea  or  manuTaetoriea;   D,  country  bridges  carrying  ordinary  Uifflr.     lltsL 

u.  and  Ostblt:     a,  city  bridges  subject  to  heavy  loads;  B,nburisii 
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14O.0 
1  bridges. 


wn  bridges  oi  heavy  country  highway  bridges;  C,  light  country  highwi 
BTCHWjt:  A,  city  traffic;  B,  suburban  or  interurben  heavy  electric  can;  U,  country, 
dlnary  traffic,  light  electric  can:  Di.  country,  heavy  traffic;  Da  country,  light  traffic. 
Loads.  Dud.  Weight  of  metal,  weight  oi  material  other  than  steel.  C,  O,  K,  M; 
one  blocks  160  lb  per  cu  ft,  O,  K;  paving  brick  ISO  lb  per  cu  ft,  O,  E;  concrete 
0  lb  per  eu  ft,  K;  ISO  lb,  O)  asphalt  130  lb  per  cu  It,  O,  K,  oak  or  hardwood  4!, 
per  it,  B,  M;  nine  or  soft  wood  3  4  lb,  C,  O,  K;  rails,  tastentngs  and  splices,  etc, 
0  lb  per  lln  It  oi  track,  0,  K,  M ;  minimum  weight  of  cross-ties  and  guard  ralla  200 
per  Un  ft  oi  track,  O;  total  weight  oi  floor  above  ltringen  not  Ian  than  800  lb,  hi. 
Live  foil  Floor  Sybteh.  Cooper,  clsases  Ai  and  Ai,  and  Ketchum,  dan  A;  scon- 
Btrated  load  oi  21  tone  on  two  axle*  10  It  center  (occupying  12  It  in  width  for  a 
igfc  line  and  22  ft  for  a  double  line),  and  upon  the  remaining  portion  of  the  floor, 
eluding  footwalks,  100  lb  per  sq  It.  Cooper,  elms  B  and  Ketchum,  dan  B;  a  eon- 
titrated  load  of  12  tona  on  t  ~ 

i  two  mite  10  ft  eentam,  an 

im.  dan  C;  a       wa 


h  per  sq  It.     Cooper,  dan 


lee  10  ft  rente™,  and  o 
lining  portion  100  lb  p 
Cooper,  clan  D;  ■  lo 
1  lb  per  sq  ft  total  floor  sur-  -< 
»  or  6  tona  on  two  axles  10  J 
center*.  Ketchum,  elan  Di;  * 
load  of  100  lb  per  aq  It  total  J 
or  surface  or  20  tona  on  two  w 
lea    11   ft  a 


u 


ga.  t/j  of  load  ot 


tecum,  dan  Dt;   a  load  of  J 

lb  per  sq  It  total  Soot  sur-  F  * 
db  or  IS  tons  on  two  axles  10 
centers  and  6  ft  gauge.  H  load 
I  rear  axlea.     Ostrup;  II  Stee- 
le railway  tracks  occur,  a  series 

centers,  truck  axlea  5  ft  een- 
rs,  6  It  gauge,  having  total 
igth  of  40  It  and  width  of 


10  to 


■  Sites 


used  in  addition  to  the  following:   Clan  A. 

axles  8  ft  centers.  5  ft  gauge,  occupying  a  length  of  20  ft  and 

100  lb  per  sq  It-     Ostrup  dan  B;  a  load  of  IS  loos  on 

,  remaining  area  90  lb  per  sq  It.    Ostrup.  class  C;  *' 


Sftce 


MsjslR. 
se  oi  truck  S  It,  to  be 
of  rollers  with  6  tona 


a  50-ton  double-truck  ear,  wheel  ban  25  ft, 
ed  on  all  lis  mil:  also  a  15-ton  road  roller  11  It  center  I 

%.  Man.,  dan  A;  also  100  lb  per  sq  ft  oi  surface  or  load  20  tons  on  two  axles 
ft,  centers.  6  ft  gauge.  Mass.,  dan  B;  also  100  lb  per  sq  ft  of  surface  or  load  12 
na  on  two  axles  8  ft  centers.  Mass.,  dan  C;  also  B0  lb  per  sq  ft  of  surface. 
Live  fob  Trusses.  Ostrup.  dan  A:  100  lb  per  sq  It,  spsns  100  It  or  lev;  80  lb, 
cna  200  ft  or  over,  proportionally  for  intermediate  spans.  Class  B :  30  lb  per  sq  ft, 
ana  100  ft  or  Ian;  70  lb,  spans  200  It  or  over.  ClsnC:  80  lb  per  sq  ft,  spans  100  ft 
lean;  60  lb.  spans  200  It  or  over.  In  sddition  to  these  loadinga,  a  series  ol  ears  ss  store 
Ited  (see  rtoOB  BTRTEH).  Mass.  R.  R.  Coram.,  class  A,  same  as  Ostrup.  Clan  B, 
me  H  Ostrup.  dan  C.  Class  C:  BOlbper  sq  ft  spans  76  ftor  len:  60  lb,  spans  200  It 
over.  Id  addition  to  these  loadings,  a  car  on  each  track  as  stated  under  floor  system, 
si  uniform  load  on  each  track  varying  from  1500  lb  to  1000  lb  per  lin  It  ot  track. 
Wind.  800  lb  for  each  loot  of  span,  150  lb  treated  as  moving  load  for  top  lateral 
deck  and  bottom  laterals  of  thru  bridges;  150  lb  lor  each  foot  span  for  bottom 
orals  ol  deck  and  top  laterals  of  thru  bridges.  C,  K;  in  bridges  with  sway  bracing. 
e-half  of  wind  load  assumed  to  pan  to  lower  chord,  K;   60  lb  per  sq  It  exposed 
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Live  Loads  for  Trusses:  Ceoper  and  Ketchmn 


Clasb  A 


X 

Span  in  Ft 

**©  « 

i    "8 

fe3ti 

Up  to 

100 

1800 

105 

1770 

no 

1740 

115 

1710 

120 

1680 

125 

1650 

130 

1620 

135 

1690 

140 

1560 

145 

1530 

160 

1500 

155 

1470 

160 

1440 

165 

1410 

170 

1380 

176 

1850 

180 

1320 

185 

1290 

190 

1260 

195 

1230 

200  and  over 

1200 

100 
99 
98 
97 
96 
95 
94 
93 
92 
91 
90 
89 
88 
87 
86 
85 
84 
83 
82 
81 
80 


Class  B 


Class  C 


800 
770 
740 
710 
680 
650 
620 
590 
560 
530 
500 
470 
440 
410 
380 
350 
320 
290 
260 
230 
200 


80 
79 
78 
77 
76 
75 
74 
78 
72 
71 
70 
69 
68 
67 
66 
65 
64 
63 
62 
61 
60 


1200 


190 
180 
170 
160 
150 
140 
130 
120 
110 
100 
090 
080 
070 
1060 
1050 
040 
030 
020 
010 
000 


80 
79 
78 
77 
76 
75 
74 
78 
72 
71 
70 
69 
68 
67 
66 
65 
64 
68 
62 
61 
60 


Class  DiClasjC 


9 
GO 

frtCoQ 


80 
79 
78 
77 
76 
75 
74 
73 
72 
71 
70 
69 
68 
67 
66 
66 
64 
63 
62 
61 
60 


Si 

3  w  ft. 

P £* 


75 
74 
73 
72 
71 
7* 


67 
66 
65 

64 

61 

e 

61 
69 
59 

a 

57 
56 

55 


Note:  Cooper,  Class  D,  same  as  Ketchum,  Class  D*. 

surface  of  both  trusses,  unloaded,  30  lb  per  sq  ft  exposed  surface  structure,  loaded,  M.0; 
area  of  car  to  be  added  to  area  structure,  M;  when  structure  is  loaded,  in 
150  lb  per  lin  ft  of  loaded  chord,  or  300  lb  per  lin  ft,  if  carrying  electric  can 
mum  250  lb  per  lin  ft  for  loaded  and  150  lb  per  lin  ft  for  unloaded  chord,  O.  Centst 
ugal  and  longitudinal  forces  provided  for  in  all. 

Impact.  Allowance  in  unit  stress,  C;  I  =  S  X  100/(L  +  300),  K;  same  for  ldf»- 
way  traffic  only,  O;  /  =  S  X  200  /(L  +  300)  bridges  carrying  electric  railways.  0; 
/  =  impact,  S  =  computed  live  load,  L  =  loaded  length  in  feet.  The  following  per- 
centages of  live  load  are  given  by  M:  Floor  beams  and  stringers,  25;  floor  beta* 
and  hangers,  40;  counters,  40;  other  members  in  trusses  and  main  girders  vfea 
loaded  length  is  20  ft  or  less,  25;  when  loaded  length  is  200  ft  or  more,  10. 

Allowable  Stresses  in  lb  per  sq  in. 

Tension.  Axial,  on  net  section,  16  000,  K,  O,  M;  floor  beam  hangers,  8  000;  sn? 
bracing,  lateral  forces,  18  000;  sway  bracing  live  load,  15  000;  solid  rolled  bass* 
13  000;  bottom  flanges,  plate  girders,  chords,  webs  of  trusses,  12  500  live,  25  000  dM 
verticals  carrying  floor  beams,  10  000  live,  20  000  dead,  C. 

Compression,  axial  gross  section,  S  =  16  000  -  70  L/r,  O,  K.  5  =-  allowable  sal 
L  =-  unsupported  length,  inches:  r  =  least  radius  of  gyration,  indies 


12  000 


1  + 


L* 


20  000    r* 


M. 


nta,  S  =  12  000  -  55  L/r;   posts  of  thru  bridges.  S  -  10  000  -  4S  L.V: 
bridges,  S  =  11  000  -  40  L/r.    For  dead  load,  use  twice  these 
and  rigid  bracing,  S  «=  13  000  -  60  L/r,  C, 
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Bending  extreme  fibers  rolled  shapes  and  built  sections  16  000,  K,  O;  extreme 
fibers,  pins,  24  000  K,  0,  M;  pins  20  000,  C. 

Shearing,  plate  girder  webs,  gross  section  10  000,  K,  O;  pins  and  shop  rivets  12  000, 
K,  O;  10  000  except  8  000  for  floor  system  and  15  000  for  laterals,  C;  11  000,  M; 
field  rivets,  allowable  stress  reduced  38.3%,  C;  10  000,  K;  when  power  driven  11  000, 
hand  driven  9000,  O;  when  power  driven  reduce  allowable  stresses  10%,  hand  driven 
26%,  M. 

Bearing,  pins  15  000  live,  30  000  dead,  C;  22  000,  M;  24  000,  K,  O.  Shop  rivets 
18  000  except  14  400  for  floor  beams  and  27  000  for  lateral,  C;  when  area  is  .enclosed 
between  other  pieces  20  000,  not  enclosed  18  000,  M.  24  000,  K,  O.  Field  rivets 
reduce  allowable  stress  83.8%,  C;  20  000,  K;  hand  driven  18  000,  power  driven 
22  000,  O;  reduce  allowable  stress  hand  driven  25%,  power  driven  10%,  If. 

Bed  Plates  and  Rollers,  bearing  on  masonry  250  lb  per  sq  in,  C;  400,  M;  400 
to  600,  K,  O.  Bearing  on  expansion  rollers  in  lb  per  lin  in  300  d,  C;  600  d,  Iff,  O,  K; 
d  =  diameter  of  roller  in  inches. 

Details  of  Design  and  Construction. 

Proportion  of  Parts.  Alternate  Stresses:  Members  subject  to  alternate 
stresses  shall  be  proportioned  to  resist  each;  increase  both  stresses  by  80%  of  least 
of  two  stresses;  rivets  and  bearing  areas  on  pins  increased  50%  over  usual,  C;  pro- 
portioned to  resist  maximum  of  each  kind,  but  unit  stress  is  less  than  stress  of  one 
kind,  as  follows;  if  the  two  maximum  stresses  are  same,  unit  slifstis  are  M  above 
tension  and  compression  for  live;  if  smaller  is  H  larger,  unit  sln—m  are  H  of  above 
tension  and  compression  for  live  and  proportionally  for  other  ratios,  M;  proportioned 
for  stresses  giving  largest  section.  If  stresses  occur  in  succession,  increase  each  by 
50%  of  smaller:  connections  proportioned  for  sum  of  stress,  K.  Members  subject  to 
reversal  of  stresses  shall  be  proportioned  for  equivalent  stress  equal  to  that  stress 
which,  when  added  to  50%  of  the  other,  will  give  the  greater  section,  both  impacts 
added,  O. 

Counters:  Area  found  by  taking  difference  areas  due  to  live  and  dead  stresses 
separately,  C,  so  that  future  increase  in  live  load  of  25%  will  not  increase  stress  more 
than  25%,  C,  K. 

Combined  Stresses:  Members  subjected  to  both  axial  and  bending  stresses  shall 
be  designed  so  greatest  fiber  stress  shall  not  exceed  allowable  unit  stress,  K,  C;  if 
fiber  stress  due  to  dead  weight  of  member  exceeds  10%  of  its  allowable  unit  stress, 
such  excess  must  be  considered,  C,  K;  stresses  from  assumed  wind  loads  not  consid- 
ered unless  unit  stress  is  greater  than  80%  of  live  and  dead  unit  stresses  (in  which 
ease  section  increased  until  unit  stress  does  not  exceed  by  more  than  30%  of  the  maxi- 
mum fixed  for  live  and  dead)  or  unless  wind  and  temperature  stresses  reverse  stress, 
C;  25%,  K;  members  receiving  stress  from  vertical  loads  and  from  lateral  or  longi- 
tudinal forces,  unit  stress  shall  not  exceed  allowable  by  more  than  25%,  M.  When 
combining  stresses  due  to  vertical  forces  with  those  due  to  lateral  forces,  including 
direct  and  indirect  wind  and  bending  due  to  wind,  unit  stresses  may  be  Increased  25% 
if  this  gives  a  greater  area,  O.  When  both  direct  and  flexural  stresses  due  to  wind 
are  considered,  50%  may  be  added  to  allowable  stresses  for  dead  and  live  provided 
the  area  is  not  less  than  required  for  dead  and  live  alone,  or  for  dead,  live,  and  direct 
wind,  K. 

Riveted  Tension  Members:  Net  section  thru  pin  hole  33.3%  net  section  of  member 
and  back  of  pin  hole  at  least  60%  of  net  section  thru  pin  hole,  C;  same  except  25% 
and  75%,  M,  K;  same  as  M  except  minimum  section  back  of  pin  hole  equals  that  thru 
body  of  member,  O. 

Plate  Girder  Flanges:  Flanges  carry  all  moment,  web,  all  shear,  C;  H  gross  section 
web  used  as  flange  section  if  properly  spliced,  K,  M,  O;  gross  area  tension  and  com- 
:  pression  flanges  equal,  C,  M,  K,  O;  compression  flange  braced  at  distance  equal  to 
16  times  width,  C;  12  times,  O;  12  ft,  K;  if  not  braced  at  distance  20  times  width 
allowable  stress  reduced,  M;  40%  flange  area  in  angles,  O;  50%,  C;  flange  plates 
to  extend  beyond  their  theoretic  length  2»rows  of  rivets  at  each  end,  C,  M;  12  in 
0;  flange  plates  not  to  extend  more  than  5  in  or  more  than  8  times  thickness  of  thin- 
nest plate  beyond  outer  line  of  rivets,  C,  M. 

Plate  Girder  Webs:  Net  section  carry  total  shear,  M;  gross  section  carry  totai 
shear,  O;  minimum  thickness  tyifl  in,  K,  C,  M;  not  less  than  l/jso  unsupported  dis- 
tance between  flange  angles,  O,  K. 
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Stiffenebs:  Webs  to  be  stiffened  at  bearings  and  concentrated  loads  and  at  n 
vals  not  to  exceed  depth  girder  or  6  ft ;  whenever  shearing  stress  in  web  exceeds  12  500  - 
90  h/i,  where  h  =  depth  and  <  =  thickness  web,  inches,  C,  K;  wherever  shesrisg 
stress  exceeds  12  000  -i-  [1  +  (d*  =  3000  <*)]  where  t  =  thickness  web,  inches,  sad 
d  —  clear  distance,  inches,  between  flange  angles,  M;   allowable   stress  in  stifleaea 

16  000  -  70  L/r,  K,  O;  12  000  -  56  L/r  C; 

Minimum  Thickness  of  Metal:  tyi«  in  main  members,  #  in  laterals,  C;  Vi*  ■ 
classes  A,  B  and  C,  M  in  classes  D,  and  D.y  K;  5/16  In,  \i  in  for  channel. webs,  6,  M; 
over  steam  railroad  %  in  below  floor,  VL 

Compression  Members:  L/r  not  more  than  100  except  laterals  120,  H,  C; 
except  125  and  150  for  classes  Di  and  Ds,  K;  120  and  140,  O;  abutting  joints 
faced  for  bearing,  shall  be  spliced  four  sides  to  keep  members  m  place,  all  other 
in  riveted  work  to  be  fully  spliced,  C,  K,  O;  all  joints  in  riveted  work  fully  spaced. 
M;  unsupported  width  (between  rivets)  of  cover  plates  not  to  exceed  30  times  the? 
thickness  except  cover  plates,  top  chords  and  end  posts  which  are  limited  to  40,  C,  at; 
48,  O;  pitch  of  rivets  not  to  exceed  4  diameters  of  rivet  for  length  equal  to  twice  width 
of  member,  C,  M,  O;  and  for  length  equal  1 H  times  width,  K;  when  mnasiij  pa 
holes  shall  be  reinforced  by  plates,  K,  O,  Iff,  C. 

Batten  Plates:    Placed  near  ends  of  compression  members,  length  not  less  thai 
greatest  width  member  or  1 M  times  its  least  width,  C,  K;  length  not  less  than 
width  and  thickness  not  less  than  1/50  distance  between  connecting  rivets,  M; 
less  than  width  of  member,  minimum  10  in,  O. 

Latticinq:  Thickness  not  less  1/40,  for  single  bars  and  1/60  for  doable  bars  rn 
at  intersection,  of  distance  between  rivets  connecting  them  to  member,  M,  K,  O,  C; 
minimum  of  tylO  in,  M;  width  not  less,  for  15  in  channels  or  built  sections  with  angla 
over  3  in,  than  2H  in,  M,  O;  for  12,  10,  9,  8,  and  7  in  channels,  2}f  in,  M ;  12, 1ft, 
and  9  in,  2\i  in,  8  and  7  in,  2  in,  6  in  or  less,  ljf  in,  O;  18  in  and  over,  2H  in,  15  is. 
2H  in,  K;  2H  in,  C;  12  in,  2  in,  K;  2>f  in,  C;  9  in  1H  in,  K;  2  in,  C;  6  in,  lHis, 
K;  \H  in,  C;  single  latticing  inclined  not  less  than  60°  to  axis  member,  double  lat- 
ticing, 45°,  C,  O,  M,  K. 

Rivets:  Minimum  pitch  3  diameters  of  rivet,  maximum  6  in  or  16  times  thinas* 
outside  plate  connected,  C,  O,  M,  K;  distance  from  edge  never  less  than  1 H  <*  2 
diameters  of  rivet,  C,  M;  for  %  in  rivets,  1M  in;  %  in  rivets,  \H  in;  M  in  riven, 
1 H  in;  from  sheared  edge  and  from  rolled  edge  1^  in,  1 H  in  and  1  in  respeetivefr, 
O,  K;  not  more  than  8  times  thickness  piste,  M,  O. 

Rollers  and  Bolsters:  Spans  80  ft  and  over,  resting  on  masonry,  to  have  turssi 
rollers  or  rockers  at  one  end,  less  spans  to  have  one  end  sliding,  K,  O,  M ;  100  ft  sad 
over,  C;  rollers  8H  in  diameter  for  spans  100  ft  or  less;  increase  1  in  for  each  100  It 
additional,  C;  same  save  for  100  ft  or  less  diameter  3  in,  K;  in  any  case  not  less  thai 
3  in;  not  less  than  4  in,  O;  spans  80  ft  or  over  have  hinged  bolsters  at  each  end,  O,  K; 
100  ft  or  over,  C. 

Camber:  All  bridges  to  be  cambered  by  giving  panels  of  top  chord  an  excess  leafA 
of  3/16  in  in  10  ft,  C,  K;    ^  in  in  10  ft,  If,  O. 

Floors.    Floor  beams  shall  be  rolled  or  riveted  steel  girders,  rigidly  connected  t» 

the  trusses  at  the  panel  points,  C,  K;   may  be  placed  on  top  deck  bridges  at  psad 

points,  K;  all  longitudinal  girders  of  bridges  clisson  Ai  and  A%  all  track  stringers  < 

B  and  C  will  be  steel;  unless  otherwise  specified,  all  other  longitudinal  girders 

B  and  C  will  be  of  steel;  all  longitudinal  girders  class  D  shall  be  either  steel  or  wooi 

C;  all  joists  and  stringers  classes  A  and  B  shall  be  of  steel,  joists  for  classes  C,  Di  ssi 

D*  either  wood  or  steel,  K;   steel  stringers  shall  be  securely  fastened  to  cross  flo* 

beams,  C,  K;  width  of  wooden  joists  not  less  than  H  depth  or  8  in,  C,  K 

joists  not  spaced  over  2  ft  centers  and  will  lap  by  each  other  so  as  to  have  a  full 

on  the  floor  beams,  will  be  separated  H  in  for  free  circulation  of  air,  C;  sunt 

2H  ft  centers,  K;  when  spaced  2  ft  centers,  one  joist  to  be  considered  carrying  edf 

%  concentrated  live  load,  C;   same  except  H,  K.    For  single  thickness,  floor  ptask 

shall  not  be  less  than  2  ^  in  thick  for  oak  or  U  in  for  pine,  nor  less  than  1/12  the  distsea 

^""-m  centers  of  joists,  laid  transversely  with  H-in  openings;  for  additional  swsiiai 

*ie  a  thickness  of  1 H  in  in  which  case  lower  plank  2)4  in  thick  shall  be  istf 

',  K.     Floor  plank  to  have  thickness  in  inches  at  least  equal  to  distant* 

•ams  in  feet  or  a  minimum  of  2H  in,  C.    Footwalk  plank  2  in  thick  ssi 

an  6  in  wide  with  H  in  openings,  C,  K;  in  city  bridges  with  buckle  pW» 


rt.  6      Shears  and  Bending  Moments'  in  Beams  and  Trusses        1409 

wrtf  buckle  plates  not  less  than  fi/i6  in  thick  and  crown  not  less  than  2  in,  C,  K; 
ridges  with  buckle  plate  floors  shall  have  suitable  metal  curb  on  each  side  of  road- 
ay  to  hold  paving  and  act  as  wheel  guard;  wheel  guatd  so  arranged  that  it  may 
»  removed  and  replaced  when  worn  or  injured;  there  will  also  be  a  metal  edging 
rip  on  each  aide  of  footway  to  hold  paving  in  place,  C;  same  except  curb  may  be 
one  or  steel,  K;  concrete  over  buckle  plates  at  least  3  in  thick  on  roadway  and  2 
,  cm  sidewalks,  C,  K. 

&  Shears  and  Bending  Moments  in  Beams  and  Trusses 

Altho  this  subject  belongs  in  the  part  of  Sect.  2  dealing  with  mechanics, 
ad  is  there  explained  in  principle,  it  appears  necessary  to  show  its  ap- 
lication  to  beams  and  trusses.  Notation:  w  =  uniform  load  per  foot, 
r  «=  length  of  span;  x  «=  distance  from  left  reaction  to  section  considered; 
ti  =  left  reaction;  Rt  =  right  reaction. 

Vertical  Shear  is  the  algebraic  sum  of  the  vertical  forces  on  either  side 
f  a  section.  If  upward  forces  are  called  plus  and  downward  forces  minus, 
lie  algebraic  sum  on  one  side  of  a  section  in  a  structure  in  equilibrium 
lust  be  equal  to  and  of  opposite  sign  from  that  on  the  other  side,  since 

V  =  O.  The  sign  of  the  shear  is  arbitrarily  fixed  as  positive  when  up- 
rard  on  the  left  and  downward  on  the  right  of  a  section.  In  order  to  find 
tie  shear,  it  is  therefore  necessary  to  find  all  of  the  vertical  forces  on  one 
ide  of  the  assumed  section.  In  general,  choose  the  side  which  requires  the 
seser  work.     In  beams  which  are  free  at  one  end,  work  from  the  free  end. 

Bending  Moment  at  a  section  is  equal  to  the  algebraic  sum  of  the  mo- 
unts of  the  forces  on  either  side  of  the  section  about  an  axis  in  the  sec- 
ion.  The  sign  of  the  bending  moment  is  usually  called  positive  when  the 
lgebraic  sum  of  the  moments  on  the  left  of  the  section  is  clockwise.  In  a 
earn  on  two  points  of  support, -a  positive  moment  causes  compression  in 
he  top  fibers  and  tension  in  the  bottom  fibers.  The  sum  of  the  moments 
f  the  forces  on  one  side  of  a  section  will  have  the  same  numerical  value, 
ut  the  opposite  direction,  as  the  sum  of  the  moments  of  the  forces  on  the 
pposite  side. 

Curves  of  Shear  and  Moment.  If  the  value  of  the  shear,  or  moment, 
%  found  for  different  points  thruout  the  length  of  the  beam  for  some  fixed 
>ading  and  these  values  are  plotted  and  connected  by  lines,  the  resulting 
tirve  is  called  the  curve  of  shears,  or  the  cubve  of  moments.  Such  a 
urve  is  of  assistance  in  showing  graphically  where  the  maximum  and 
ninimnm  values  of  these  functions  occur.  It  will  be  noticed  that  at  the 
oint  where  the  shear  passes  thru  zero,  the  moment  will  be  a  maximum. 

Influence  Lines.  An  influence  line  showB  the  effect  of  a  load  of  unity 
►assing  over  the  structure,  at  some  particular  section,  on  some  particular 
unction  such  as  shear,  moment,  or  stress.  It  is  constructed  for  a  load  of 
inity,  and  for  a  particular  section.  As  the  load  of  unity  passes  over  the 
tructure,  the  value  of  the  function  under  consideration  is  plotted  below  the 
oad,  thus  forming  a  curve,  the  ordinate  to  which  at  any  point  is  the  value 
if  this  function,  at  the  section  assumed,  due  to  the  load  of  unity  over  the 
trdinate.  It  is  oftentimes  used  to  study  the  position  of  the  loading  which 
nil  give  a  maximum  or  minimum  of  the  function  under  consideration. 

Two  General  Cases  must  be  considered  for  both  shear  and  bending 
noment.  Case  1.  Beams  without  floor  beams.  Case  2.  Beams  with 
rLOOR  beams.  Each  of  these  cases  must  be  considered  for  both  dead 
jOad  and  live  load.  Case  1  includes  the  conditions  of  loading  usually 
ipplied  to  the  stringers  of  any  bridge,  while  case  2  includes  the  condi- 
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tions  usually  applied  to  the  girders  or  trusses  when  floor  beams  are  used 
Altho  oase  2  is  made  to  include  concentrated  or  wheel  loads,  it  shaft 
be  noted  that  the  stresses  in  the  trusses  or  girders  of  highway  bridges  an 
usually  found  by  considering  a  uniform  live  load  which  may  be  redwec 
to  concentrated  panel  loads,  and  applied  at  the  panel  points.  When  «d 
loadings  are  used,  the  rules  for  finding  the  position  of  the  loads  to  give  i 
maximum  moment  or  shear  are  simplified  as  indicated. 

Cash  1 .  Shear  with  Dead  Loads.  Ina  beam  on  two  points  of  support  fnft 
loaded  with  a  uniform  load,  Ri  is  >£  w  L  and  the  shear  at  any  section  will  be£ 
wL  "vox.  At  the  center  of  the  beam  this  becomes  zero.  To  the  right  of  tfc 
center  it  is  negative.  At  an  infinitely  small  distance  to  the  right  of  Hi  tfc 
shear  will  be  a  maximum  with  a  positive  sign  and  will  /  0  \ 

equal  R\.      In  case  the  uniform  load  does  not  cover  ^M^+Xi-M 

the  entire  space,  and  only  extends  a  distance  b  from     Rx  = 

the  left  end,  Ri  will  equal  the  value  given  by  the  -^ 

formula  for  Ri,  and  the  shear  at  any  section  will  equal  Ri  minus  the  load  frac 
R\  to  the  section  in  the  same  manner  as  before.  At  an  infinitely  seal 
distance  from  R%  the  shear  will  be  a  maximum  with  a  negative  sign  and  *i 
equal  Rt.  In  case  concentrated  loads  are  upon  the  span,  Ri  is  food 
due  to  these  loads  and  the  shear  at  any  section  is  equal  to  Ri  voiaM 
the  loads  between  Ri  and  the  section.  The  total  shear  for  both  unifccfi 
and  concentrated  loads  is  the  sum  of  each  shear  found  as  indicated  above. 

Case  1.  Bending  Moment  with  Dead  Loads.  In  a  beam  on  two  point 
of  support  fully  loaded  with  a  uniform  load,  Ri  is  >£  w  L  and  the  momed 
at  any  section  is  }^w  L  x  —  w  x  */2.  At  the  center  of  the  beam,  & 
moment  is  l/i  w  L*  —  w  L*/&  —  w  L*/8.  The  moment  at  each  end  of  tfc 
beam  is  zero.  The  maximum  moment  comes  at  the  center  and  the  corn 
of  moments  is  a  parabola,  with  its  origin  at  the  highest  point  and  axis  tbt 
tical.  The  sign  of  the  moment  is  positive  thruout  the  span.  In  case  tk 
uniform  load  does  not  cover  the  entire  span  find  Ri,  as  in  the  case  explaisd 
for  shear,  the  moment  will  equal  Rix  minus  the  moment  of  the  unifcra 
load,  between  Ri  and  the  section,  about  the  section.  In  case  concentrate! 
loads  are  upon  the  spans,  Ri  is  found  due  to  these  loads  and  multip&id 
by  the  distance  to  the  section,  and  the  moments  of  any  loads  coisai 
between  R\  and  the  section  subtracted  therefrom.  The  total  moment  fa 
both  uniform  and  concentrated  loads  is  the  sum  of  each  moment  as  Bl- 
eated above. 

Case  1.  Shear  with  Live  Loads.  A  live  load  may  be  either  unite* 
or  concentrated.  To  find  the  maximum  positive  shear  at  a  section  X 
the  load  is  moved  on  the  structure  from  the  right  up  to  the  section.  Tk 
shear  will  equal  Ri.    To  find  the  maximum  negative  shear  move  the  bsc 

on  from  the  left  up  to  the  section  and  Al 
p»       j  *      y»       j*  shear  will  equal  Ri  -  load,  or  R t.    Inocdn 

li  q-J<  fl.Jt  q  J  *°  ^^  *ne  HHurimum  positive  shear  do?  fc 

Ujjy  ugy  u>^ — ^       concentrated    loads,  the  position  of  A* 

fa 

i 

Pi  «  P.     Move  up  the  system  uat2  P 


p * n  T     0  loads  causing  a  maximum  must  first 

|g 1 *JR     found.     In  Fig.  8,  let  Pi  +  Pi  +  Pi 

J  w     «  *    Pi  *=  P.    Move  up  the  system  un*3 

*'  is  at  the  section.     The  shear  is  now 

to  Ri.     Now  move  the  system  until  Pt  is  at  the  section.    The  shear  w3  fa 

»sed  provided  the  increase  in  Ri  is  greater  than  Pi,  which  most  now  fa 

-*ted  from  R\  to  obtain  the  shear  under  this  last  loading.    In 

>  the  loads  until  a  position  is  found  where  the  increase  in  Rt 
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than  the  sum  of  loads  to  the  left  of  section,  and  then  move  the  system 
aek  to  the  right  until  the  next  load  to  the  left  is  at  the  section.  It  may 
ecome  necessary  to  consider  the  effect  of  a  new  load  which  may  come  on  the 
pan  from  the  right/ or  a  load  which  may  leave  the  span  on  the  left,  provided 
ich  a  condition  occurs  during  the  operation  of  moving  from  the  load  at 
le  section  to  the  next  one.  The  maximum  end  shear  will  be  equal  to 
ie  maximum  Ri  which  can  be  obtained.  It  will  usually  occur  when  a 
eavy  load  is  over  Ri  and  the  other  loads  as  near  as  possible.  In  general, 
agin  by  placing  a  heavy  load  at  Ri  and  move  up  the  system  so  that  the 
ext  load  will  come  at  this  point.  The  end  shear  will  be  increased  by  so 
ring,  provided  that  the  increase  in  Rx  due  to  moving  up  the  entire  system 
<  greater  than  the  load  first  placed  at  Ri,  which  is  now  moved  off.  Pro- 
fed  until  the  opposite  condition  is  found  and  then  move  back  to  the  right 
Dtil  the  next  load  to  the  left  is  over  Ri. 

Case  1.  Moment  with  Live  Loads.  The  position  of  the  loads  for  a 
laximum  must  first  be  determined.  In  general,  the  average  load  on  the  right 
f  the  section  must  be  equal  to  or  greater  than  the  average  load  on  the 
ft.  With  a  uniform  load  it  can  be  placed  so  that  w/(L  —  x)  —  w/x. 
l  the  case  of  one  concentrated  load,  it  should  be  placed  at  the  section, 
i  the  ease  of  several  concentrated  loads,  the  method  of  moving  up  the 
tads  is  to  be  used,  first  placing  some  heavy  load  at  this  section.  In  apply- 
ig  the  above  rule,  always  consider  the  load  at  the  section  as  being  in  the 
im  on  the  right.  Move  up  the  loads  until  a  load  is  found  which,  when 
msidered  in  this  sum,  gives  the  average  on  the  left  greater  than  the  aver- 
se on  the  right,  and  then  move  the  system  back  one  load  toward  the 
ght.  Find  the  moment  under  this  load.  In  a  long  series  of  concentrated 
ads,  several  positions  may  be  found  which  will  satisfy  the  rule.  In 
mend,  the  moment  must  be  calculated  for  each  and  the  largest  result 
Jcen. 

Absolute  Maximum  Moment.  This  applies  to  beams  without  floor 
muds  only.  The  section  where  the  largest  moment  due  to  concentrated 
ads  occurs  is  not  known.  From  mechanics  it  is  shown  that  the  bend* 
g  moment  is  a  maximum  when  the  shear  passes  thru  aero,  but  this 
rint  changes  position  with  the  moving  loads.  In  general,  this  section 
111  be  as  far  from  one  end  of  the  beam  as  the  resultant  of  all  the 
rces  is  from  the  other.  In  applying  this  rule,  find,  by  the  rule  in 
>e  previous  paragraph,  the  load  which  gives  a  maximum  moment  at  the 
titer  of  the  beam.  Find  the  position  of  the  resultant  of  all  the  loads 
i  the  structure  and  move  the  loads  so  that  the  load  which  gave  a  maxU 
um  at  the  center  is  as  far  from  the  center  on  one  side  as  the  resultant 
on  the  other.  See  if  shear  passes  thru  zero  at  this  load  and  if  so,  find 
e  moment  under  it.  Due  consideration  must  be  given  to  any  loadf 
hich  pass  on  or  off  the  beam  in  the  ,,         ,, 

■ocess  of  placing  the  resultant  on  one  ac 
lo  or  the  other  of  the  center  of  the 
tam. 

Case  2.    Shear  with  Dead  Loads. 
i  order  to  understand  the  action  of   ac 
tor  beams  upon  shear  and  moment,  -p\g.  9 

e  path  by  which  the  loads  are  con- 
ic ted    to    the   reactions   must    be    fully    comprehended.      Fig.  9  show 
e  arrangement  of  the  floor  of  a  highway  bridge:  aa  represents  the  gird* 
s  or  trusses;  bb,  the  floor  beams;  cc,  the  lines  of  stringers,  and  dd,  thi 
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p— panel  length 


Fig.  10 


panel  points.  The  load  is  first  taken  from  the  plank  floor  of  the  bride 
to  the  stringers  and  then  by  the  floor  beams  to  the  girders  and  by  thn 
is  transmitted  to  the  reactions.  It  may  thus  be  seen  that  no  load  cat 
be  applied  directly  to  the  girders  between  floor  beams  except  its  own  weight, 
as  any  load  coming  on  the  floor.between  must  be  distributed  by  the  strings* 

to  adjacent  floor  beams.  The  shear  ml 
then  be  constant  between  panel  potato 
Pf  for  any  particular  loading.  The  sbw 
in  a  panel  as  ab,  Fig.  10,  due  to  tath 
form  dead  load  will  be  Ri  —  w  ft  - 
ii7  p/2.  In  other  words,  not  only  the 
load  to  the  left  of  a  must  be  subtracted 
from  Ri  but  also  the  panel  reaction  at  a  due  to  the  load  in  the  panel 

Cabs  2.  Moment  with  Dead  Loads.  In  Fig.  11,  a,  6,  e  shows  the  cant 
of  moments  for  a  beam  without  floor  beams,  while  a',  b't  tf  shows  the  cunt 
for  the  same  span  introducing  the  floor  beams.  It  may  be  seen  that  tat 
moments  for  both  curves  are  the  same  at 
the  panel  points  and  that  between  panel 
points  the  moments  with  floor  beams  are 
less.  Find  the  moments  at  the  panel 
points  in  the  same  manner  as  in  Case  1, 
uniform  load. 

Case  2.  Shears  with  Lite  Loads. 
To  find  the  maximum  positive  shear  in 
any  panel  with  a  system  of  concentrated 
loads,  the  loads  are  moved  on  from  the 
right  up  to  the  panel  considered.  In  gen- 
eral, with  the  usual  loads,  no  loads  will 
pass  beyond  the  panel.  Move  the  loads 
up,  always  considering  the  load  at  the  panel  point  to  be  included  in  the  ssa 
to  the  right,  until  a  position  is  found  where  the  average  in  the  panel  a 
greater  than  the  average  to  the  right  and  then  move  back  to  the  pre- 
vious position  and  calculate  the  shear  in  the  panel.  For  highway  bridga) 
where  panel  concentrated  loads  are  usually  applied  only  at  the  paid 
point,  this  rule  reduces  to  loading  all  panel  points  to  the  right  of  the  pad 
considered. 

Case  2.  Moments  with  Live  Loads.  This  condition  reduces  to  Cas  1 
as  the  moments  at  the  panel  points  are  the  same  as  if  no  panels  existed 
If,  however,  panel  loads  are  used,  load  each  panel  point  to  obtain  a  maximoa 
moment  at  any  panel  point. 

The  Maximum  Floor  Beam  Reaction  is  the  largest  reaction  which  est 

be  obtained  in  any  floor  beam  and  is  found  by  loading  the  stringer*  m 

each  side  of  a  floor  beam  as  heavily  as  possible.    In  the  case  of  a  unifoni 

live  load,  the  entire  floor  and  sidewalk,  if  any,  between  two  floor  beast 

is  loaded  and  the  amount  carried  by  each  stringer  to  the  floor  beam  b 

calculated.    The  reaction  of  the  floor  beam  due  to  these  loads  is  thai 

found.     The  dead  load  of  the  floor  covering  and  weight  of  stringers  c 

also  found  and  concentrated  on  the  floor  beams  at  the  stringer  conns* 

tions  from  which,  together  with  the  weight  of  the  floor  beam  itself,  tae 

dead  reaction  may  be  found.     In  case  it  is  necessary  to  investigate  ata 

concentrated  loads  (see  Art.  4,  live  load),  such  as  heavy  teams,  eke- 

cars,  road  rollers,  etc,  the  problem  becomes  more  complicated.     Fa 

condition,  place  the  concentrated  loads  so  that  one  axle  will  be  ova 
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the  floor  beam  and,  taking  into  account  the  space  occupied,  load  the  re- 
mainder with  uniform  load.  Then  find  the  reaction  of  all  stringers  which 
rapport  the  load  and  this  will  give  the  amounts  transmitted  to  the  floor 
team.  Lastly,  find  the  reaction  of  the  floor  beam  due  to  these  concen- 
srations. 

6.    Steel  Highway  Bridges 

Rolled  Beams  of  steel  are  made  in  various  shapes,  the  two  most  com- 
non  being  the  I-beam  and  the  channel.  Properties  of  these  shapes  may 
9e  found  in  the  various  steel  handbooks,  see  (6)  and  (7).  Beams  are 
lesigned  by  the  formula  M  —  SI/c  where  M  is  the  maximum  moment 
n  inch-pounds,  S  is  the  allowable  unit  value  of  the  material,  I  is  the 
noment  of  inertia  of  the  section  about  its  neutral  axis,  and  c  is  the  (Us- 
ance from  the  neutral  axis  to  the  extreme  fiber.  In  this  formula  I/c  is 
onstant  for  any  given  beam  and  is  tabulated  as  section  modulus. 

Example.    Design  a  steel  I-beam  16  ft  long  to  carry  a  load  of  300  lb  per  ft  which 
icludes  the  weight  of  the  beam.    Allow  a  fiber  strew  of  10  000  lb  per  sq  in. 
M  -  H  X  800  X  16  X  16  X  12  -  115  200  in  lb. 

M/S  -  lie  -  11.6.  From  Carnbgib  we  find  a  7  in  17.6  lb  I  has  a  section  modulus 
f  11.2,  and  an  8  in  17.6  lb  I,  a  modulus  of  14.6.  Either  of  these  would  probably  do* 
at  the  latter  would  give  a  greater  strength  for  the  same  weight  per  ft. 

Beam  Bridges  are  bridges  made  up  of  I-beams  or  channels,  or  both, 
rith  their  ends  resting  on  abutments  (see  Fig.  12).  The  number  of  beams 
ecessary  depends  upon 
he  loading  and  they  are 
anally  from  2  to  3  ft 
part.  Spiking  pieces 
re  bolted  on  the  top  of  ,.  v 
ach  beam  to  which  the  ££•■$ 
lank  flooring  is  spiked.  LfliM 
,  spacing  of  3  ft  would  £££2 
all  for  a  plank  flooring 
r  about  3  in  in  thick- 
ess.  The  maximum 
sonomical  length  of 
ich  bridges  is  from  25 
►  SO  ft.  Wooden  rail- 
igfi  may  be  used,  altho 
on  pipe  is  to  be  pre- 
rred.  In  designing 
ich  a  bridge,  after  the 
>an  length  is  found,  the 
oxiing  which  applies  to 
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te  probable  traffic  is  taken  from  the  specifications  and  the  maximum  mo* 
ents  on  the  stringers  computed  by  the  methods  explained  in  Art.  5.  After 
lding  the  moment,  the  I-beam  may  be  designed  as  in  the  preceding  ex- 
ople.  In  general,  the  side  stringers  will  not  receive  as  much  load  as  those 
rtween  them  and  may  be  made  of  channel  sections  which  are  designed  in 
o  same  manner  as  in  the  case  of  the  I-beams.  In  loading  for  maximum 
re  load  shear  and  moment,  it  is  allowable,  when  considering  concentrated 
wheel  loads,  to  assume  that  each  stringer  takes  only  %  of  the  load 
peetly  above  it,  provided  the  floor  plank  is  continuous. 
Girder  Bridges  are  usually  of  the  plate  girder  type  with  the  gop'"-*' 
rangOToent  as-  shown  in  Fig.  9.    The  stringers  and  floor  beams  are  usi 
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made  up  of  I-beams  altho  in  some  cases,  it  may  be  necessary  to  use  bul 
beams  for  the  floor  beams.  The  plate  girder  is  a  built  beam  and  is  made  q 
of  the  web  and  flanges.  The  flanges  are  composed  of  angles,  or  angles  six 
plates.  A  plate  girder  bridge  may  be  either  deck  or  thru.  Unlike  a  raurost 
deck  bridge,  both  kinds  require  stringers  and  floor  beams,  the  prinbna 
difference  being  that  in  the  deck  highway  bridge,  the  floor  beams  an 
placed  with  the  tops  higher  than  in  the  thru  bridge.  For  ordinary  trade 
two  girders  are  required,  while  for  heavy  city  traffic,  including  heavy  electa 
cars,  three  or  even  four  girders  may  be  necessary,  in  which  case  a  deeft 
bridge  should  be  used,  U  possible,  in  order  to  allow  a  clear  roadway.  Tk 
stringers  of  a  plate  girder  bridge  are  designed  in  a  manner  ■fowti«r  to  thai 
explained  for  beam  bridges.  The  floor  beams,  if  made  up  of  I-beaa* 
may  be  selected  in  a  manner  similar  to  the  stringers  by  finding  the  mas- 
mum  moment,  remembering  that  the  live  loads  can  only  be  applied  at  tat 
stringer  connection.  If  made  up  of  built  beams,  the  same  general  prin- 
ciples to  be  explained  for  the  design  of  the  girders,  which  are  heavier  boflt 
beams,  will  apply.  Remember  that  the  floor  beam,  unlike  the  gmkr, 
is  a  beam  without  panel  points,  and  the  rules  for  maximum  shear  end 
moment  should  be  applied  accordingly.  In  the  design  of  the  girders,  the 
rules  for  moment  and  shear  applied  to  Case  2  apply.  In  designing  a  girdsr, 
the  web  is  assumed  to  carry  the  shear  and  the  flanges  the  moment.  Hens, 
with  the  loading  assumed,  the  maximum  shear  is  obtained  in  each  pans* 
and  the  maximum  moment  at  each  panel  point  up  to  the  center  of  the 
bridge. 

Stiffener*.  As  the  combined  action  of  the  horizontal  and  venial 
shear  tends  to  buckle  the  web,  stiffeners  are  usually  required  to  preiwt 
this  action.  These  are  in  the  form  of  angles  in  pairs  riveted  vertaedtr 
to  each  side  of  the  web.  It  is  the  usual  practice  to  provide  two  peine* 
stiffeners  at  each  end,  the  distance  apart  being  a  little  less  than  the  hav- 
ing plate  directly  under  them.  The  distance  apart  of  intermediate  stiffens*' 
differs  slightly  according  to  the  various  authorities.  Cooper  reeommesfc 
that  this  distance  shall  not  be  greater  than  the  depth  of  the  girder  frits- 
a  maximum  distance  of  5  ft  whenever  the  shearing  stress  per  sq  in  exesaw 
the  stress  allowed  by  the  formula,  allowed  shearing  stress  —  12  600  —  WaV 
where  H  »  ratio  of  depth  of  web  to  its  thickness.  Cooper  also  reoomnKsa* 
that  all  stiffeners,  both  end  and  intermediate,  shall  be  capable  of  canyiaj 
the  maximum  vertical  shear  without  exceeding  the  allowed  unit  stresi 
given  by  the  formula,  S  =  12  000  —  55  L/r,  where  S  «■  allowed  unit 
L  -  length  of  stiffener;  r  **  radius  of  gyration  of  angles  at  right 
to  the  web,  neglecting  inclosed  portion  of  fillers  and  web.  Ketchum 
gives  the  above  formula  for  allowed  shearing  stress,  but  for  the 
section  of  the  stiffener  recommends  the  following:  jS  =  16  000  —  70  A| 
where,  in  this  case,  L  is  one-half  the  depth  of  the  girder.  All 
should  connect  to  the  webs  by  enough  rivets  to  transfer  the  shear 
or  from  the  webs.  End  stiffeners  and  those  under  concentrated 
should  be  placed  upon  fillers  and  should  have  their  ends  fitted  to  the 
angles.  Intermediate  stiffeners  may  be  placed  upon  fillers  or 
In  the  latter  case,  this  allows  the  stiffeners  to  rest  directly 
web  and  at  the  flange  angles  it  is  bent  or  crimped  to  fit  over 
angles. 

Economic  Depth  of  built  beams  used  as  girders  is  usually 
'S  to  1/10  of  the  span  length.     For  short  beams  which  cany 
HJtly,  such  as  stringers  when  used  with  heavy  loading,  the 
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ould  be  more,  and  for  long  girders  it  is  usually  taken  from  1/10  to  1/12, 
th  a  maximum  depth  of  about  10  ft  on  account  of  shipping. 
The  Design  of  the  Web,  having  assumed  the  depth,  consists  of  taking 
plate  of  cross-section  sufficient  to  withstand  the  vertical  shear.     If  7  — 
rtical  shear,  S,  a  the  allowable  shearing  value  for  web  plates  and  A  =■ 
e  area  required,  then  A  ■»  V/Sg.     As  there  is  usually  a  line  of  rivet 
ties  near  the  section  of  thv"""""  shear,  the  available  net  area  will  be 
•proximately  %th  where  t  Is  the  thickness  and  h  the  height.     Then  %th  =•= 
fSr      It  is  usual  in  girders  designed  under  ordinary  conditions  to  make 
e  web  of  uniform  cross-section  thruout  the  span  length.    The  minimum 
ickness  of  webs  for  highway  bridges  is  5/16  in.    In  many  cases  this  require- 
Bnt  will  call  for  webs  which  have  an  excess  of  metal. 
Design  of  the  Flanges.    See  Fig.  13.    The  flanges  may  be  designed  either 
-  the  moment  of  inertia  of  their  net  section  or  by  assuming  that  the  flange 
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mm  are  concentrated  at  their  centers  of  gravity.  The  latter  method  is  prob- 
ly  the  more  common.  The  flanges  are  assumed  to  carry  the  bending 
iment.  This  does  not  change  the  fact,  however,  that  a  portion  of  the 
>ment  must  be  borne  by  the  web,  and  some  specifications  allow  a  reduc- 
oi  in  required  flange  area  due  to  this  fact.  If  the  latter  method  is  used, 
is  common  to  allow  }i  of  the  gross  area  of  the  web  for  flange  section. 
h  is  the  distance  between  the  centers  of  gravity  of  flanges,  and  Mr  the 
sating  moment  of  the  beam,  P  the  total  stress  in  each  flange,  then  Mr  = 
fc.  As  the  resisting  moment  must  equal  the  bending  moment,  M  =  P  h 
P  a-  M/h.  Total  area  A  required  for  one  flange  will  equal  P/S  where 
10  the  allowable  unit  stress.  If  tha  veb  is  assumed  to  carry  its  share  of 
»  moment,  Y%  of  its  area  is  subtracted  from  the  total  area  as  determined 
ova  The  tension  flange  is  usually  designed  first  and  the  same  section 
yd.  for  the  compression  flange,  but  the  latter  must  be  stayed  against 
.naverae'  crippling  at  a  distance  apart  not  to  exceed  from  12  to  14  times 
-width.  In  case  this  is  not  possible,  it  must  be  designed  as  a  column 
applying  a  column  formula  which  will  reduce  the  allowable  unit  stress 
pending  upon  the  values  of  its  length  and  radius  of  gyration,  the  latter 
ten  about  a  vertical  axis.  In  making  up  the  section  of  a  plate  girder, 
13  a  common  requirement  that  at  least  V6  the  area  of  the  flange  section 
til  be  angles  or  else  the  largest  size  of  angles  shall  be  used.  Other  author- 
90  require  40%  to  be  in  the  angles.  The  remainder  oi  the  area,  which' 
jr  method  is  used,  is  in  cover  plates.  Also  the  width  of  the  cover 
ites  are  limited  so  as  not  to  extend  beyond  the  outer  line  of  rivets,  which 
xnect  them  to  the  angles,  more  than  5  in  or  more  than  eight  times  the 
cJcnees  of  the  first  plate.    Where  two  or  more  plates  are  used  as  covez 
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plates,  they  shall  be  of  the  same  thiokness  or  else  they  shall  decrease  i 
thickness  outward  from  the  angles. 

Rivet  Spacing  in  Flanges.  Let  V*  -  horisontal  shear  per  lin  in;  V  = 
total  vertical  shear  at  point  considered;  Q  =  statical  moment  about  neeta 
axis  of  the  portion  outside  of  the  section  upon  which  the  horisontal  ah* 
is  to  be  obtained;  I  =  moment  of  inertia  of  whole  section  of  girder  aba' 
neutral  axis,  and  k  »  distance  between  centers  of  gravity  of  flanges.  Tfco 
V*  =  VQ/I.  Various  approximations  are  used  for  this  exact 
the  most  common  of  which  is  7*  =  V/h.  To  obtain  the  rivet 
in  the  vertical  legs  of  the  flanges,. find  the  vertical  shear  at  various  pooh 
and  from  these  find  the  horisontal  shear  as  above,  usually  using  the  appro* 
mate  formula.  Divide  the  rivet  value  by  the  horisontal  shear  and  mak 
the  spacing  equal  to  or  less  than  the  quotient.  This  spacing  is  the  & 
tance  between  center  of  rivets  measured  horisontally.  In  built  strings 
compute  the  horisontal  shear  at  two  or  three  points  between  end  an 
center;  in  deck  girders,  every  2  to  6  ft.  Vary  the  spacing  to  merge  Iras 
one  result  into  another.  In  thru  girders,  as  the  live  vertical  shear  is  con- 
stant between  panel  points,  the  maximum  dead  shear  may  be  added  t*i 
the  spacing  be  made  uniform  in  each  panel.  It  is,  however,  a  genera)  ri 
that  in  no  case  shall  the  spacing  of  rivets  be  less  than  three  diameters  of  ite 
rivet  or  more  than  6  in.  In  the  case  of  beams  used  as  stringers  coverai 
concentrated  loads,  the  rivets  carry  a  direct  vertical  shear  in  addition  ft 
the  horisontal  shear,  and  in  such  cases  the  resultant  shear  is  the  one  ■ 
be  used  with  the  rivet  value  to  find  the  rivet  spacing.  To  obtain  di 
resultant  shear,  assume  that  the  concentrated  load,  coming  over  the  posr 
under  consideration,  is  being  transmitted  thru  the  flooring  and  into  & 
beam  and  extends  over  a  distance  of  3  ft.  Then  the  square  root  of  lb 
sum  of  the  squares  of  1/36  of  concentrated  load  and  the  horisontal  sfef 
per  linear  inch  will  give  the  resultant  shear  per  unit.  The  rivet  epsfll 
in  cover  plates  is  usually  made  the  same  as  that  figured  for  the  th«! 
leg,  altho,  if  thought  necessary,  it  may  be  obtained  in  a  similar  manner  t 
that  already  explained. 

Cutting  off  Flange  Plates.  Two  methods  may  be  used,  the  analytical  * 
the  graphical.  In  the  first,  since  A,  the  area  required  »  M/Sk,  an  « 
pression  may  be  written  for  M  at  any  point  in  terms  of  X,  the  distaff 
from  left  support,  and  this  put  equal  to  A\  hS  in  which  A\  is  the  asej 
area  minus  the  top  plate.  Solving  for  X,  the  distance  from  the  end  nse 
tion  to  a  point  where  the  top  plate  is  not  required  is  obtained.  Apst 
the  method  as  many  times  as  there  are  plates.  At  being  the  flange  *» 
minus  two  plates,  etc.  This  method  can  only  be  used  where  an  expel 
sion  for  M  may  be  easily  written. 

In  the  graphical  method,  lay  off  to  some  convenient  scale  at  the  prop 
points  on  a  straight  line  perpendiculars  which  represent  the  flange  aw 
required  at  each  point  (see  Fig.  14).     In  the  case  of  a  thru  girder,  tta 

points  will  be  the  panel  points  and  ti 

ABgiM  diagram  will  be  drawn  for  the  net  a* 

lrtOorwPtatt    required  in  the  bottom  flange  at  dsi 

dSiSSTpK  points.    The  area  will  be  deter** 

by  A-  M/Sh  where  M  is  the  sw 

ment   at  the  particular  panel  peai 

nect  the  ends  of  these  perpendiculars  by  a  curve  or  a  broken  ima* 

ering  that  the  moment  varies  uniformly  between  panel  pants  & 

ept  the  dead  weight  of  the  girder.    Measure  off  on  a  perpendkA 
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.  the  center  to  the  same  scale  as  before,  (1)  H  area  of  web,  if  used,  (2)  net 
-ea  of  flange  angles,  (3)  net  area  of  the  several  platen.  Draw  thru  these 
suits  horiionta!  linen  and  the  intersection  of  these  with  the  broken  or 
lrved  line  will  show  the  points  where  the  several  plates  may  be  cut  off. 
ach    plate  should,  however,  be  extended  about  1  ft  beyond  the  point,  and 

is  usual  to  run  the  bottom  plate  of  the  top  Bangs  to  the  ends  of  the  girder. 

Flans*  Splicing.  When  the  length  of  the  girder  exceeds  about  00  ft, 
te  flange  angle  and  plates  should  be  spliced.  The  splice  angle  or  splice 
late  should  contain  the  same  net  area  as  the  angle  or  plate  to  be  spliced, 
id  should  have  rivets  enough  to  develop  .the  section  spliced,  that  is,  to 
irry  the  stress  value  out  of  the  cut  member  into  the  splice  piece  and  back 
rto  itself  again.  Where  there  are  several  plates  in  a  flange,  cut  off  accord- 
X  to  the  method  as  explained,  splices  for  the  longer  plates  are  frequently 
iftde  by  increasing  the  length  of  the  plate  on  top  of  it  a  sufficient  distance 
T  a  splice  plate  and  cutting  the  plate  to  be  spliced  underneath.  As  a 
tlice  is  considered  to  be  a  point  of  weakness,  they  should  be  distributed, 
■at  is,  flange  angles  should  not  be  spliced  at  the  same  section.  It  is  cua- 
imary  to  splice  them  on  opposite  sides  of  the  center. 

Web  Splicing.  When  a  web  plate  can  not  be  obtained  of  a  length  equal 
■  the  span  of  the  girder,  it  must  be  spliced.  For  lengths  of  plates,  see  the 
irious  steel  handbooks.  The  splice  is  made  by  two  plates,  one  on  each 
de  of  the  web.     If  the  web  is  assumed  to  take  a  part  of  the  moment,  it 

u«t  be  spliced  for  both  shear  and  moment.     If  all  the  moment  was  as- 
uned  by  the  design  to  be  taken  by  the  flanges,  then  the  splice  need  be 
lade  for  shear  alone,  altho  some  authorities  claim  that  the  web  should 
.ways  be  spliced  for  moment  and  that  in  many  cases  under  this  condition 
tear  may  be  neglected.     In  either  case,  it  is  first  necessary  to  assume  a 
rfice  with  say  two  rows  of  rivets  spaced  from  3  to  4  in  apart  on  each  side 
I  the  cut  web,  and  test  it  for  the  given  conditions.     In  the  case  for  shear 
lone,  assuming  two  rows  of  rivets,  divide  the  maximum  shear  at  the  splice 
y  the  number  of  rivets  to  find  the  stress  r,  per  rivet  due  to  shear.      In 
ise  the  bending  moment  is  considered  n,  the  value  left  for  bending  is 
ir'  —  r,\  where  r  is  the  value  of  one  rivet,  in  this  case  probably  in  bear- 
is;  on  the  web.      Suppose  in  Fig.  15a,  the  outside  rivet  at  distance  yi  from 
10  neutral  axis  to  be  stressed  to  this  moment,  then  the  load  on  any  rivet 
t  distance  of  y  from  the  neutral  axis 
■ill  be  f  Ti/Vi  and  the  moment  of 
Ha  about  the  neutral  axis  will  be 
*  n/iii  and  the  moment  of  a  row  of 
heee  will  be 

!"he  bending  moment  which  the  web 
an  bear  as  a  beam  is  SI/c  which, 
or  rectangular  shapes,  reduces  to 
/e  Sth>  (b).      Then  the   required 

lumber  of  rowswill  equal  (ft)  divided 

iy  (a).     If  the  result  is  say  2H  rows, 

espace  the  rivets  and   try  again.  FiR   15 

Pig.    15b  shows  a  second   type   of 

iplice  which  is  used.     The  top  and  bottom  splice  plates  are  figured  with 

.heir  rivets  to  carry  the  moment  and  the  vertical  plate  in  the  center  *" 

■arry  the  shear. 
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Rivet  Values.  In  considering  the  conditions  to  which  rivets  are 
subjected  in  bridge  work,  they  may  be  reduced  to  those  of  (1)  single 
and  (2)  double  shear  or  bearing.  In  the  first  case,  the  rivets  are  assumed 
to  fail  by  shearing  off  on  the  one  area  between  the  two  plates.  In  (be 
second  case,  shear  will  occur  on  two  areas  and  the  rivet  is  twice  as  stress 
provided  the  plate  does  not  crush.     The  value  of  the  rivet  in  single  shear 

^ is  the  area  of  the  rivet  multiplied  by  its  -shearing  value  per 

)  &  "J  unit  area  as  determined  by  the  specifications.  The  beari&g 
value  of  the  rivet  is  the  diameter  of  the  rivet  multiplied  by 
the  thickness  of  the  plate  multiplied  by  the  bearing  value  per 
unit  area.  In  any  case,  determine  the  action  to  which  the 
rivet  is  subjected  and  take  the  lesser  value.  Tables  gmnf 
these  values  for  different  sise  of  rivets  may  be  found  in  the  steel 
handbooks,  see  (6)  and  (7). 
Trusses  are  framed  structures  so  proportioned  and  connected 
that  they  act  together  and  carry  the  known  loads  to  which  they  are  ob- 
jected. In  shape,  a  truss  is  usually  made  up  of  a  combination  of  triangfei 
The  different  members  are  usually  subjected  to  either  tension  or  coxnpte> 
sion,  and  are  connected  together  by  either  pins  or  rivets.  A  few  memben 
are  designed  to  withstand  both  tension  and  compression,  and  occasionally  a 
member  is  subjected  to  a  live  cross  loading.  The  solving  of  a  trusi  to 
find  the  stresses  in  the  members  is  a  problem,  or  a  succession  of  proWeatf. 
in  mechanics  which  generally  depends  upon  the  fundamental  conditios* 
for  equilibrium  for  concurrent  and  non-concurrent  forces.  A  trass  ii 
said  to  be  statically  determined  with  regard  to  the  inner  forces  whea  3 
is  possible,  by  the  principle  of  statics,  to  obtain  the  stresses  in  all  of  in 
members.  If  n  is  the  number  of  joints  in  a  truss  and  m  the  number  sf 
bars,  the  condition  that  the  structure  shall  be  statically  determined  s^s 
regard  to  the  inner  forces  is  that 
m  =»  2n  —  3.  In  determining 
the  stresses,  it  is  assumed  that 
the  parts  are  hinged  together  so 
that  there  is  perfect  freedom  of 
motion  without  friction.  This 
assumption  is,  however,  never 
fulfilled  and  the  rigidity  of  the 
joints  causes  a  tendency  for  bend- 
ing of  the  parts,  and  thus  other 
forces,  called  secondary  stresses, 
are  brought  into  action.  These 
latter  forces  are  generally  omit- 
ted from  consideration  even  tho 
they  may  be  of  considerable  mag- 
nitude. Two  trusses  connected  together  by  means  of  the  floor  and  later*1 
bracing  form  a  bridge  which  may  be  either  deck  or  thru.  Fig.  17  shows » 
diagram  of  the  different  members.  Sometimes  trusses  are  used  in  wfeiA 
the  top  lateral  bracing  must  necessarily  be  omitted  on  account  of  low  heal 
room.  Figs.  18  and  19  show  two  such  trusses  in  which  will  be  nocked 
the  method  of  side  bracing  which  takes  the  place  of  the  top  lateral  systeov 
This  type  of  bridge  is  apt  to  lack  in  lateral  stiffness  and  should  be  used 
Trith  care. 

Pin-Connected  trusses  are  used  for  highway  bridges  of  about  from  13* 
L50  ft  and  over.     Riveted  connections  are  used  for  spans  of  the  stars* 
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lengths.  In  the  pin-connected  trusses,  the  tension  members  are  usually 
eye-bars  and  all  main  connections  of  truss  members  are  made  by  pins. 
If  pins  are  not  used,  these  connections  are  made  by  means  of  plates  and 
rivets  and  the  members  are  built  sections,  no  eye-bars  being  used. 

Types  of  Trusses.  The  most  common  types  in  use  for  steel  highway 
bridges  are  the  Pratt,  Warren,  Camel-Back,  Baltimore,  and  Petit.  Most 
of  these  are  capable  of  modification.  Fig.  20  illustrates  the  different 
types. 

The  Method  of  Computing  Stresses  is  based  upon  the  application  of  the 
three  equations  of  equilibrium  2  V  =  0,  2  H  »  0,  and  2  Af  •  0  upon 
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a  section  of  the  truss.  When  the  section  is  taken  about  a  joint  where  all 
the  members  intersect,  the  last  equation  is  eliminated.  When  the  section 
is  taken  vertically  or  diagonally  thru  the  truss,  all  three  apply.  In  gen- 
eral, this  application  may  be  reduced  to  three  methods:  (1)  method  of 
shears;  (2)  method  of  joints;  and  (3)  method  of  moments.  It  is  usually 
possible  to  select  the  section  in  such  a  way  that  only  one  method  need 
be  applied  in  order  to  determine  the  stress  in  any  one  bar.  In  general, 
the  method  of  procedure  is  as  follows:  (1)  Take  a  section  cutting  not  more 
than  three  unknown  members.     Never  take  the  section  thru  a  joint.     (2) 
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Remove  the  truss  on  one  side  of  the  section.  (3)  Replace  the  cut  members 
by  forces.  Place  these  forces  outside  of  the  section  and  assume  compre» 
sion  to  act  toward  the  section  and  tension  to  act  away  from  it.     (4)  Write 
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equations  of  equilibrium,  and  solve  them  for  the  unknown  qoantftam 
Usually  the  direction  of  the  forces  applied  to  the  cut  members  will  be  know 
from  the  nature  of  the  problem.    If  one  direction  is  not  known,  it 
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be  assumed,  and  if  the  resulting  value  as  determined  by  solving  the  equate 
is  negative,  it  should  be  reversed. 

In  Fig.  21a,  suppose  it  is  desired  to  obtain  the  strew  In  the  diagonal  member  eat 
by  section  m  n.  Remove  that  part  of  the  truss  to  the  right  of  the  section,  and  Rf. 
216  results.  It  is  known  that  under  the  loading  the  top  chord  is  in  romptf— iwi  mi 
the  bottom  chord  is  in  tension,  hence  place  forces  Si  and  St  as  shown.  Assume  5  » 
be  in  tension  as  shown.  Writing  XV-0,  200-26-  100  +  Svc  -  0.  from  ia« 
Svc  -  —  75,  showing  that  8  acts  in  the  opposite  direction  or  in  compression.  It  sWsH 
be  noticed  that  instead  of  removing  that  portion  of  the  truss  to  the  right  of  the  ac- 
tion, the  left  side  could  at* 
26     m  26         26  86  $>     m  been  removed  and  the  same  reset 

_S,     obtained. 

Pratt  Truss.      As   an  a- 
ample  of  the   application  of 
the    foregoing   principles,  as- 
sume a  truss  as  shown  in  Fig. 
22.     Width  of  roadway  17  ft. 
live  load    1600  lb  per  ft  of 
bridge,  dead  load  600  lb  per  ft.     This  will  give  panel  loads  of  16  000  sad 
6  000  lb  for  one  truss. '  Assume  %  of  the  dead  load  applied  to  the  bottoQ 
chord  and  H  to  the  top  chord. 
De*d  Load  Stresses.    Since  the  dead  load  is  a  fixed  loading,  the  iilmmm  earned  sy 
■  be  conveniently  found  by  a  method  of  index  stresses,  obtained  by  the ! 
"s,  as  follows:  Begin  at  joint  V%  and  take  a  section  around  the  joint  aa 


Fig.  21 
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the  rest  of  the  truss  and  plaee  arrows  on  the  forces  cut,  considering  compres- 
acting  toward  the  joint  (see  Fig.  22a).    Applying  SV-O,  -  2  +  *  -  0,  or 
2  in  compression.    Proceed  to  L«,  take  section  as  before  and  apply  2  V  -  0 
6).      -  2  -  4  +  2S  -  0.     5  -  3,    in    tension.      Proceed    to     U»    (see    c). 
—  8+5-0.    5  -  5,  in  compression.  "Proceed  to  L%  (see  d).     -  5  -  4  + 
0.    5-9,  in  tension.     Proceed  to  Li    (see  <).      -4+5-0.     5  -  4,  in 
Proceed  to  Ux  (see  /).      -2-9-4+  5.-  0.     5  -  16  in  compression, 
to  Lo  (see  a)-      Rl  -  15  -  0,  R  -  16.      As  RL  -  2#  X  6  -  16,  these 
results  check.    It  should  be  noted  that  the  values  found  are  vertical  components 
unless  the  member  is  vertical,  these  must  be  multiplied  by  L/h  to  obtain  the 


,/fC 


(W 


Rl-«K*«-tf 


2  S    S   S  %  c    *  S  S 

+  4.    4-    4-  +  A 

9  4  c     3  4  4  S>      4     • 
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(6) 
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<d) 
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Fig.  22 


stress,  where  L  is  the  length  of  the  member.  Now,  proceeding  again  to  Z7i,  and  taking 
a  section  around  the  joint,  the  forces  are  as  in  a.  Apply  2H-0.  15  p/h  +  9  p/h  — 
S  —  0.  5—24  p/s.  A^ain,  it  must  be  remembered  that  both  15  and  9  are  vertical 
components  and  to  find  the  horizontal  component  of  a  force,  having  given  its  vertical 
component,  multiply  by  the  horizontal  over  the  vertical  in  the  triangle  of  forces,  or  if 
j)  is  the  panel  length,  multiply  by  p/h.  Proceed  to  Ut  (see  Jfc).  24  p/h  +  8  p/h  — 
5  -  0.  5—27  p/h.  In  this  way,  figures  may  be  written  on  both  top  and  bottom 
chords  which,  when  multiplied  by  p/h,  become  the  aUuastu  in  these  chords.  The  top 
chord  stress  may  also  be  obtained  by  the  method  op  moments  as  follows:  Take  a 
vertical  section  such  as  m  n  cutting  the  top  and  bottom  chords  and  the  diagonal, 
and  remove  that  part  of  the  truss  to  the  right,  and  apply  2  M  —  0  at  the  intersec- 
tion of  the  bottom  chord  and  diagonal,  the  latter  being  also  assumed  as  unknown. 
16X3p-6X2p-6Xp-S*  -0,  from  which  5-27  p/h  as  before.  Any  of 
the  chords  may  be  found  in  a  similar  manner.  The  diagonal  stresses  may  also  be 
obtained  by  the  method  or  shears  as  follows:  Use  the  same  section  m  n  and  remove 
that  part  of  the  truss  to  the  right  as  before,  apply  2  V  -  0  to  those  forces  on  the  left 
of  the  section.  15  -2X4-2X2-5-0,  from  which  5  -  8  ss  before.  It  will 
be  noticed  that  the  value  of  the  shear  on  this  section  is  8,  hence  this  method  has  been 
called  the  method  of  shears,  and  is  applicable  to  any  truss  which  has  parallel  chords. 

Live  Load  Stresses.    Usually  take  a  section  entirely  thru  the  panel  containing  the 
member  in  question,  and  for  chords  load  for  maximum  moment.    For  UtVi  take 
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.     For  t/i  L, 

I  bottom    ' 

IS  L/h.    For  U,  U 

tion,  and  the  loading  la  the  ni»  ma  for  (7i  La.  Rl  -  1«.  IV* 
0  or  5  -  16.  V\  I.i  n  a  Umxion  member  and  am  only  be  im) 
II  the  live  floor  beam  inaction  b  larger  than  the  panel  load  of  It. 
it  in  plus  of  the  latter  for  thia  member.  To  find  whether  ■  col-ntbb. 
i,  lad  for  maximum  negative  ihw  on  aectlon  m  *.     Plus  lire  lomd 

II  -  (4  +  5)  16/6-21.     Shew  -24  -32-   -8,     Tbi*  ehawataat 

nsion,  ud  u  u  eye  bar  eu  take  no  comprnaaion.  a  member  Ut  Lt* 
loveatlgntlon  of  the  next  pane]  to  the  left  will  ■hew  poaitfw  aWar 
id  lor  a  negative,  and  no  counter  la  needed. 

tn.  See  Fig.  23.  Assume  a  deed  load  of  700  lb  per  ft 
i  of  loon  lb  per  ft  of  bridge.     Tub  tfvee  a  live  panel  load  of 

t_ 18  000  lb  for  each  trua. 

Assume  the  dead  load  Id 
be  distributed   as  sbownL 
Dead  load  3 


f      k 


U,  fee. 
IV  -  0.      -  I   +  Iff  -  * 

S-l.    Proceed  to  U  ta» 
*).    IV-Ogtvea-i-S- 


Fig.23 

I  H  -  0,  remembering  that  the  Aguree  on  the  ehorda  juat  found  an 
■enta.  22p/2»  +  2Qp/Z«  -  S  -  0.  S  -  12  p/Z*.  Proceed  to  C| 
•2n  +  16  p/ZA  +  13  p/2A  -  S  -  0.  S  -  70  p/ZA.  Nat*  that  da 
f  triangle  for  reducing  component*  la  p/Z.  Cheek  the  last  llllll  hf 
snte.  Take  aectlon  m  n,  and  remove  right  part  of  trtna.  Take  eaata 
Li  and  write  momenta  of  all  form  to  left  of  eection.     22  X  !<  - 

■  -  SA  =  0.     5  -  3d  p,'A  -  TO  p/2A.     The  bottom  ehorda  mar  at 

eate*.  Aa  the  loading  for  maximum  moment  at  any  section  ia  a  M 
A  chord  atnaaea  may  be  determined  In  ■  manner  aunllar  to  that  a> 
I  itreatea.     It  ahould  be  noted  that,  if  index  ■ 

■  value*  written  on  the  web  membera  are  of  ui 
ea,  aa  web  atreana  have  maximum  valuta  for  partial  li 
■o  Btrees  in  l,\  Lt  take  aeetion  m'  a'  and  load  for  a  mama 
ttion,  or  from  the  riKht  up  to  Lt.     Ri.  -  10/1  X  10  -  tZ.9. 

atreea  in  member  la  22.S  L/h  tenalon.    ~ 
ay  be  found  in  a  atmllar  manner,  alwi 
Thua  for  UiL,  the  aectlon  would  be  i 
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ranters  are  used  in  a  truss  of  this  kind,  the  web  members  must  be  investigated  for  a 
wersal  of  stress  and  if  such  is  found  they  must  be  proportioned  accordingly.  Thus 
F*L6  is  in  tension  under  a  full  load  or  under  positive  shear.  Load  for  negative  shear 
n  section  m  n.  Load  from  left  up  to  L«.  Rl  ~  (11/7)  16  «*  25.1.  Shear  on  see- 
on  Is  25.1  —  32  r*  —  6.9.  As  the  dead  load  tension  is  6,  this  means  that  a  reversal 
f  0.9  occurs.  See  Art.  4.  The  maximum  negative  live  shear  on  m'  n'  will  also  be 
J9  and*  as  the  dead  shear  is  8  positive,  no  reversal  can  occur  in  this  member  or  in  any 
f  the  web  members  to  the  left.  A  reversal  will  occur  in  UiL*,  and  wul  be  found  by 
lading  from  the  left  up  to  L».    Proceed  as  before. 

Camel-Back  Trass.  See  Fig.  24.  This  truss  is  also  called  the  Parker 
Yuse,  and  may  be  used  for  spans  from  about  175  ft  to  about  250  ft  in 
mgth.  The  top  chord  approaches  a  parabola  in  form,  the  length  of  the 
Ip  vertical  being  made  long  enough  to  provide  sufficient  head  room,  and 


at  the   same   time  give   a   portal 

deep  enough  to  provide  sufficient 

stiffness.     Assume  a  dead  load  of 

5  800  lb  l>er  ft   of  truss  and  a  live 

V*Sto     ioad  0f  155o  iD  per  ft  of  t^gg.     This 

gives  a  live  panel  load  of  15  500 
lb  per  truss.  Assume  dead  load 
distributed  as  shown. 

Stresses.  Altho  the  method  of  index 
stresses  maybe  used  for  dead  loads, it 
iust  be  modified  as  the  chords  are  not  parallel.  This  method  will  be  omitted  here.  The 
ead  and  live  nl  i  iwiiww  may  both  be  conveniently  found  by  the  method  of  moments. 
n  general  the  chords  will  be  a  maximum  for  a  full  live  loading  and  the  web  members 
rill  be  a  maximum  for  the  live  loading  which  gives  a  maximum  shear  on  the  section 
utting  the  member.  To  find  dead  stress  in  U\  Ua,  take  section  m  n.  Write  moments 
bout  L*  «l-4X8-82  dead.  82  X  4p  -  8  X  6p  -  She  X  84  -  0.  She  - 
orizontsl  component  =47.1  S  «  47.1  L/p  where  L  =  length  of  member.  The  live 
tress  may  be  determined  by  multiplying  this  value  by  the  ratio  of  the  live  load  to  the 
ead  load,  or  15.5/8.  The  stress  in  this  member  could  also  be  determined  by  taking 
foe  same  section  and  applying  IV  -  0V  after  first  finding  the  vertical  component  in 
1%  La  for  this  loading,  which  is  not  the  loading  for  a  maximum  in  this  diagonal.  This 
fould  obtain  the  vertical  component  of  Ui  La  instead  of  the  horizontal.  This  result 
mltlpled  by  L/2  should  equal  that  found  by  the  other  method.  To  find  the  maximum 
trees  in  U*  La  take  same  section  and  load  with  live  load  up  to  I*.  Rl  -  82  dead  and 
6.8  live.  Find  where  Z7i  Ut  intersects  the  bottom  chord  and  take  this  point  as  the 
enter  of  moments,  considering  the  diagonal  Ui  Li  to  be  resolved  into  its  horizontal 
nd  vertical  components  at  Lu    Let  X  a  distance  from  this  intersection  to  Lo.    X  + 
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«p:M::X4-a*:82  from  vhkfa  JT  -  18p  (tee  a).    Tato  momenta  •bast  Una  r* 

-  -  32  X  13p  4  8  (Up  +  16p  +  I6p)  +  Stc  X  lip  -  0  from  which  S.c  ~  3.S  d 

-  26.8  X  lSf  +  Sk  X  lTp  -  0  from  which  5b  -  19.7  live.  To  find  the  ■ 
multiply  those  value,  by  i,/*-  Thin  mum  have  oounleri  in  panala  when,  by  loadn. 
negative  abeer.  the  iluea ■  In  the  main  diagonals  an  reversed.  The  maximum  atrt 
In  diagonal*,  verticala.  and  eaunter*  may  be  found  u  explained  far  I/iLtb 
careful  to  load  correctly  and  um  the  proper  center  of  momenta.  In  the  an 
panel,  the  chords  am  parallel,  which  cimpUdeB  the  calculations  lor  bimii  In  U 


*      ¥      X 


Fig.  25 

panels  and  slope  of  diagonals.      It  may  be  used  for  spans  of  about  the 
same  length  as  for  the  Cn  me  I- Back  truss,  altho  the  Petit  type  would  prob- 
ably be  selected  in  preference  for  spans  approaching  the  upper  limit.     Thii 
is  not  always  the  case,  however,  as  Balti- 
more trusses  of  over  300  ft  in  length  at 
found.     The  secondary  system  may  be  u- 
ranged  as  in  Fig.  26,  and  in  some  cases  (bt 
short  verticals  are  extended  to  meet  the  top 
chords    and    aid    in    supporting    the    dead 
load  of  these  heavy  members.   Counters    i_i_._i_i.i_i_ 
are  required  in  those  panels  where  the 
main  diagonal  may  be  reversed  in  stress 
by  the  live  load.     Neglecting  the  action 
of  the  counter  Lt  Aft,  the  only  way  in 
which  a  bar  like  Mt  Ut  can  be  stressed 
■  'he  loading  on  L,  in  which  case 
■«s  is  one-half  the  load.     To  see 
ict  a  load  on  __,  has  on  .If.  Ls,  draw 
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La,  the  vertical  component  in  Aft  Le  is  the  shear  in  the  panel.  For  these 
loadings,  Af j  U*  is  not  in  action,  and  for  the  load  at  Le  equals  1/2.  When 
the  load  is  on  L»  the  stress  in  Afs  U$  is  1/2,  and  Rl  =  7/12.  Applying 
XV  «  0  on  a  section  thru  the  panel,  7/12+  1/2  -  12/12  -  Sve  -  0  S  - 
1/12.  With  a  load  on  Z*  the  counter  is  in  action  and  the  stress  in  Mi  L%  is 
sero.  If  no  counter  was  present  the  stress  would  show  a  reversal  of  4/12. 
From  an  inspection  of  this  influence  line,  it  is  plainly  seen  that  to  obtain  a 
mft-rirnnm  stress  in  M%  Z*,  the  live  load  should  be  placed  up  to  and  includ- 
ing Lq  from  the  right.  If  the  loads  differed  in  weight,  the  heaviest  loads 
should  be  placed  as  near  to  Le  as  possible.  As  a  concentrated  system  of 
unequal  moving  loads  is  seldom  used  for  highway  bridge  analysis,  the  method 
of  determining  such  loading  by  a  further  use  of  the  influence  line  is  omitted. 
Deed  Load  Stresses.  Assume  a  dead  load  of  900  lb  per  ft  of  bridge  and  a  live  load 
of  1^00  lb  per  ft  of  bridge.  Assume  the  dead  load  distributed  as  shown  and  wiite 
index  stresses.  First  write  strossou  on  short  verticals  and  short  diagonals,  and  then 
take  section  around  U$  (see  Fig.  26a).  Apply  2  V  «=  0.  — 6— 3— 3+s=0. 
8  =  12.  Proceed  to  Le  (eee  6).  -  12  -  6  +  2s  «  0.  S  -  9.  Proceed  to  Af  s  (see 
9).  IV  *»  Ogives  8-9  -6  -f  s~  0.  S«  12.  Proceed  in  similar  manner  from  joint 
to  joint  as  in  previous  trusses.  Notice,  in  obtaining  chord  stresses,  that  2p/h  =■  1. 
live  Load  Stresses.  Take  U*  U*.  Section  m  n  cuts  three  bars  only  as  the  counter 
0  not  in  action  under  a  full  load.  Rl  -  6H  X  15  -  82.5.  Write  moments  about  Le, 
82.5  X  6p  -  15  X  14p  -  Sfc-  0.  S  -  142.5.  For  bar  Ms  Ut  take  section  m'  n'. 
Prom  a  study  of  the  influence  line  given  in  Fig.  27,  it  was  decided  to  load  up  to  L». 
RL  =35.  Apply  27-0  on  section,  remembering  that  stress  in  Af6t/e«=»  7.5. 
15  -  15  +  7.6  -  Sve  =0.  Sve  -  27.5.  For  vertical  Ui  U  take  a  diagonal  section 
tutting  Ut  l/i,  the  vertical,  and  In  L*  The  worst  possible  condition  for  this  member 
rill  occur  when  the  bridge  is  loaded  from  the 
jght  up  to  L3,  omitting  the  load  on  L*  This 
nay  be  seen  from  Fig.  28,  which  is  the  influ- 
mce  line  for  stress  in  UiLa,  considering 
ounter  L\  Mb  out  of  action.  With  this  load- 
ng  apply  2  K—  0  on  the  section. 

Petit  Truss.  This  truss,  also  called 
he  Pennsylvania  Truss,  is  of  the  Balti- 
Qore  type  with  an  inclined  top  chord. 
Phis  truss  is  used  for  long  spans.  The 
nalysis  consists  of  the  application  of  the  principles  given  for  the  CameU 
Jack  and  Baltimore  trusses.  It  will  be  noticed  that  a  member  in  the 
>etit  truss  corresponding  to  Af3t/4  in  the  Baltimore  truss  does  not  have  the 
ame  slope  as  the  main  diagonal  and  in  general  takes  more  than  one-half 

of  the  load  on  L%.  As  the  panel  lengths 
are  usually  equal,  the  vertical  components 
of  the  stresses  in  these  two  diagonals  may 
be  found  as  follows.  See  Fig.  29a.  Let 
AC  -»  load  on  L%  drawn  to  any  conveni- 
ent scale.  Draw  A  B  parallel  to  UtM% 
and  C  B  parallel  to  Af 3  U*,  locating  point 
B.  Then  D  B  is  vertical  component  of  the 
main  diagonal  and  B  E  is  vertical  com- 
ponent of  the  short  diagonal.  This  prin- 
ple  may  be  performed  very  quickly  analytically.  From  the  dimensions 
ven  in  Fig.  296: 

D  B  -  30/75  of  A  C,  and  B  E  =  46/75  of  A  C. 

Parabolic  Trusses  have  been  used  to  a  considerable  extent  in  certain 
urts  of  the  country  for  highway  bridges.     The  two  most  common  types 
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are  the  Sickle  and  the  Lenticular  types.  The  former  may  be  either  deck 
or  thru  and  has  the  loaded  chord  straight  and  the  panel  points  of  the  unloaded 
chord  located  upon  the  arc  of  a  parabola.  The  Lenticular  truss  is  of  tie 
thru  or  half  thru  type,  and  has  the  panel  points  of  both  chords  located 
on  the  arcs  of  parabolas.  The  same  principles  of  analysis  already  described 
apply  to  these  trusses.  The  following  peculiarities  should  be  kept  a 
mind.  For  a  full  uniform  loading,  the  horizontal  component  of  ehori 
stress  is  constant.  For  this  condition  there  will  then  be  no  uliusu  in  any 
of  the  diagonals.  With  equal  live  panel  loads,  placing  them  to  obtain 
a  maximum  in  the  different  diagonals,  the  horizontal  component  of  maximum 
diagonal  stress  is  constant.  It  is  necessary  to  have  counters  in  each  panel 
For  thru  bridges,  the  verticals  will  be  subjected  to  tension  under  a  fal 
loading,  and  compression  under  a  partial  loading.  By  applying  these 
principles,  the  truss  is  very  simple  of  analysis. 

Methods  of  Design.  Tension  Members  are  usually  designed  by  the 
formula  A  =  P/S,  where  A  =  net  area  required,  P  -  maximum  stress, 
S  =  allowable  unit  value  of  material  in  tension.  In  built-up  member*, 
take  account  of  area  lost  in  any  section  by  rivet  holes,  so  that  gross  area 
will  make  up  the  loss  and  required  net  area  will  be  obtained.  In  riveted 
trusses,  tension  members  are  usually  made  of  angles,  or  f*b*nmdat  or  a 
combination  of  plates  and  angles,  or  plates  and  channels.  In  pin-cos* 
nected  trusses,  eye-bars  are  used  except  for  members  subject  to  a  reversal 
of  stress.  It  is  common  to  make  the  first  two  panels  of  bottom  chord 
of  built  sections  for  this  reason.  In  case  it  is  desired  to  obtain  the  stress 
in  the  bottom  fiber  of  an  eye-bar  due  to 
its  own  weight,  to  see  that  S  is  not  ex- 
ceeded, after  having  obtained  sise  by 
above  method,  use  following  formula 
where  h  »  breadth  of  bar  in  in: 

Compression  Members  are  made  of  built  sections,  the  most  commas 
examples  being  as  shown  in  Fig.  30.     Note  that  the  dotted  lines  repress* 

_^__     lattice  bars.    For  top  chords  sad 

end  posts,  c  and  /  are  the  moat 
common,  altho  o  and  dare 
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times  used.     For  intermediate  posts,  a,  b,  d,  and  e  are  common.    For  tat 
hip  vertical,  g  and  h  are  examples. 

Design  of  a  Top  Chord  Section.    Let  it  be  required  to  design  a  top 

chord  section  whose  length  is  254  in  for  a  live  stress  of  181  700  lb  and  a  dead 

stress  of  156  000  lb.     For  unit  stresses  see  specifications.     Add  the 

'^«\lf  of  the  dead,  and  use  live  load  formula  5  »  12  000  —  55  L/r.x 

%e  two  15  in  channels  and  a  H-in  cover  plate.    The  least  radios  of  cjn 

assumed  as  4/10  of  the  depth  for  a  trial  area,  or  6.1.    Then  S  -  9710  sod  A 

►710  »  26.7  sq  in.    Make  up  section  as  shown  in  Fig.  31.    Find 
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Ldras  of  gyration,  by  obtaining  moments  of  inertia  about  axes  A  A  and  BB,  when 
}  «■  //A.     First  locate  axis  AA,  which  is  the  gravity  axis  of  the  section.     Take 
tents  about  lower  edge  of  section  and  divide  by  sum  of  areas.     6.75  X  15.19+ 
58  X  7.5  -  256.88.    256.88/27.88  -  9.4.    9.4  -  7.5  -  1.9.    For    tabulated    mo- 
its  of  inertia  of  shapes,  see'  steel  hand-books.     Iaa  -  640  +  20.58  X  l798  +  6.75 
[STf?  -  940.55.        r^-  940.55/27.88-84.41.     r  -  5.86.     1Bb  -  16.96  +  20.58  X 

6JJ6*  +1/12 X  H  Xl8*  -  1082.  r'«  87.76.  r  -  6.1.  Allowable  unit  stress-  5 
-  12  000  -  55  X  254/5.86  -  9616.  Actual  unit  stress-  259  700/27.88  -  9502  and 
he  area  is  sufficient  for  direct  stress.  The  wind  stress  was  not  considered  as  it  was 
as  than  80%  of  that  allowed  for  live  and  dead. 

JThe  Weight  of  the  Member  tends  to  cause  compression  in  the  top  fibers 
nd  tension  in  the  bottom.  The  location  of  the  pins  determines  the  points 
f  application  of  the  axial  forces  (see  Fig.  316).  If  these  points  are  below 
he  center  of  gravity  axis,  there  is  a  tendency  for  tension  in  the  top  fibers 
nd  compression  in  the  bottom.  It  is  therefore  possible  to  place  the  pins 
t  a  distance  e  below  the  center  of  gravity  axis  so  that  these  two  tendencies 
rill  neutralise  each  other.  M  =  yiwL*,  where  w  =  weight  per  foot.  M  due 
0  eccentricity  »  Fe.  If  these  two  moments  are  placed  equal,  e  >=  w  L*/SF. 
Conditions,    such    as    necessary    clearness    for    eye-bar  jfc 

beads,  will  not  always  allow  {his  location,  in  which  case       &  =» "FTi 

he  stresses  caused  by  these  two  factors  may  be  found  J ■ 

ly  the  following  formula:  K  & 

8\  ~  fiber  stress  due  to  cross  bending.    M  =  bending  moment  in  inch-pounds 

■■  distance  from  neutral  axis  to  most  extreme  fiber  on  side  under  con- 
ideration.  I  =  moment  of  inertia  of  section  about  neutral  axis.  P  ■■ 
otal  direct  stress  in  member.  L  —  length  of  member  in  inches.  E  »  modu- 
iis  of  elasticity  of  material  and  K  —  a  constant  usually  taken  as  10  for 
,  member  having  hinged  ends,  24  for  one  end  fixed  and  the  other  hinged, 
Ad  42  for  both  ends  fixed.  If  P  is  tension,  change  negative  sign  in  denom- 
tiator  to  positive. 

Design  of  End  Post.  In  addition  to  direct  stress  due  to  live,  dead  and 
rind  loads,  and  flexure  due  to  weight  and  eccentricity,  the  end  post  is 
ubjected  to  a  flexure  caused  by  a  bending  moment  due  to  action  of  the 
rind  on  the  portal  bracing,  which  may  amount  to  considerable.  It  is, 
lowever,  seldom  that  wind  stresses  and  live  load  stresses  are  a  maximum 
ogether,  and  this  is  especially  true  in  highway  bridges.  For1  this  reason. 
Direct  wind  stresses  are  neglected  in  main  truss  members  unless  they  exceed 
i  given  percentage  of  the  dead  and  live  in  the  member  considered,  or  unless 
hey  produce  reversals  or  a  bending.  See  Art.  4,  specifications.  When 
tirect  or  flexural  wind  stresses  are  considered,  the  allowable  unit  stress  is  in- 
ceased  by  this  percentage.  Some  specifications  give  this  increase  as  25%; 
3ooper  gives  30%,  and  Ketchum  allows  50%  for  both  direct  and  flexural 
rind  stresses.  Some  designers  in  computing  flexure  in  the  end  post  of 
ong  spans  assume  only  half  the  live  load  with  the  wind  load.  Unless 
he  end  floor  beam  is  rigidly  connected  to  the  end  post,  it  is  customary  to 
sonsider  the  latter  hinged  at  both  ends,  altho  the  following  rule  may  be 
ised  when  this  condition  does  not  exist.  Multiply  wind  reaction  at  top 
>f  end  post  by  half  distance  from  Z*  to  portal  bracket  and,  if  this  is  less 
han  half  the  dead  stress  in  post  multiplied  by  distance  c  to  c  of  bearingB 
mi  pin,  call  post  fixed  at  bottom,  and  take  point  of  contra  flexure  half  way 
rom  Lo  to  portal  bracket. 

In  order  to  show  effect  of  wind  on  flexure,  let  it  be  required  to  examine  the  section 
town  in  Fig.  82.    live  stress  including  impact  185  600,  dead  stress  188  600,  L  -  856 
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In.    Post  assumed  as  fixed  at  base.    Locate  neutral  axia.    20-58  X  7.5  +  9  X 15S- 

291.6.     291.6/29.68  -  9.9.      IAA  -  819.9  X  2  +  20.58  X  £i*+  9 X  5JJ5*-  1016.  r* 

V  1016/29.58  -  5.86.      /«,**> 

8.48 -f  2  X1&29  X  6u3?  +  l  U> 

MX  18a-  1092.  r  -  6.06.  Asbbm 
point  of  contra  flexure  as  in  Ra.  • 
Direct  compreasxm  due  to  team 
forces-  16  000  X  19.17/21.5  - 14  !m 
Total  direct  compression  «=  $33  4* 
AT  at  foot  of  knee  brace  -80»X 
10.5  X12«1008000inlb.  U«  ie> 
mute  S  -  16  000  -  70  L/r.  5  «= 
16  000  -  70  856/5^6  -  11  750.  A* 
For  stress  due  to 


6     2 

Fig.  82 

required  for  live  and  dead  loads  —  27.16  aq  in. 

1008  000  X9 


&- 


Actual  fiber  strew  -  8502+ 


89<* 


1092  - 
888  400 


888  400X280 
24  X  30  000  000 


8502 


19  788.    Allowable  unit 


1.50  XU1* 


29.58 
Redesign  for  an  efficiency  of  100%. 

may  be  found  as  before  indicated  and  lumlaail 


-  17  625.  Efficiency  =■  0970 
to  weight  and  eccentricity,  if 
with  the  above  values. 

Design  of  Intermediate  Posts.  The  intermediate  posts  are  designed  ■ 
a  manner  similar  to  that  already  explained  for  top  chord  and  end  pa* 
In  investigating  flexural  stress  due  to  sway  frame  brace,  assume  half  tog 
panel  wind  load  as  transferred  into  bottom  lateral  system  thru  the  peri- 

Stringers  and  Floor  Beams  should  be  designed  as  plate  gotten,  «  * 
I-beams  are  used,  they  are  selected  as  in  Art.  6. 

Pins  are  figured  as  a  beam  and  should  be  designed  for  hanHinft  saw 
and  bearing.  Having  determined  the  packing  of  the  members  on  tfe 
pin,  the  horizontal  and  vertical  components  of  the  stresses  of  these  ns> 
bers  are  found.  Note  that  a  maximum  stress  will  not  occur  in  all  membai 
at  the  same  time  and  that  in  general  two  or  more  cases  most  be  west- 
ered, such  as  (1)  maximum  in  diagonal,  (2)  maximum  in  chord.  Coops* 
moment  at  center  of  bearing  of  each  member  on  pin  for  both  horizontal  fld 
vertical  component  and  take  the  resultant  for  the  combination  which  gfl« 
a  maximum.  Do  this  for  each  case  and  take  largest  resultant.  Tata* 
in  steel  handbooks  will  give  size  of  pin  for  different  allowable  fiber  sutstf 
Obtain  maximum  shear  and  determine  if  the  pin  selected  is  of  saffibsa' 
size  to  withstand  shear  and  allow  a  safe  bearing  as  required  in  speei6B> 
tions.  Usually  built-up  members,  such  as  posts,  need  reinforcing  pb* 
riveted  on  to  satisfy  the  conditions  for  bearing.  Before  figuring  monies* 
it  is  well  to  determine  if  these  plates  are  required  by  jwmming  the  a* 
of  pin.  After  pins  are  computed,  it  is  usual  to  limit  them  to  two  as* 
altho  sometimes  three  are  used. 

Camber.    The  deflection  of  a  beam  or  truss  under  its  own  weight  aw 

the  loads  which  come  upon  it  is  caused  by  the  elastic  properties  of  jt* 

material  and  by  imperfect  workmanship.     In  short  spans,  the  defied*1 

is  not  important,  but  in  spans  of  average  or  considerable  lengths  it  shoafc 

be   taken   into   consideration.    This   is  especially   true   in  pin 

'res,  where  there  must  be  more  or  less  play  in  the  joints.     It  is 

except  short  spans,  to  provide  a  camber  by  making  the  top 

v  longer  than  the  bottom  chord,  in  order  that  the  truss  shall 
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bs  theoretical  form  when  fully  loaded.  The  most  common  method  in 
aghway  bridges  is  to  make  the  lengths  of  the  top  chord  panels  longer 
ban  the  bottom  chord  panels  by  3/16  in  for  every  10  ft.  This  method, 
rhile  empirical,  gives  good  results  in  most  cases.  If  it  is  necessary  to 
ise  more  refined  methods,  as  might  be  the  case  for  extra  long  spans,  can- 
ilevers,  and  draw  spans,  the  deformations  may  be  figured,  and  the  ten- 
Ion  members  decreased  and  the  compression  members  increased  in  length 
ccordingly.    For  the  more  exact  methods,  consult  references. 

7.    Timber  Highway  Bridges 

Wooden  Beams  are  designed  by  the  formula  M  =  SI/C,  where  M  is  the 
[HrHmiim  bending  moment,  /,  the  moment  of  inertia  of  the  section  about 
he  neutral  axis,  and  C,  the  distance  from  the  neutral  axis  to  the  most 
brained  fiber.  For  the  usual  case,  a  wooden  beam  is  of  rectangular  shape 
nd  of  constant  cross-section.  For  this  condition,  I  =  1/12  b  h*  and 
*  s  A/2.  The  above  formula  reduces  then  to  M  <=  Sbh*/6.  Beams 
rhich  are  unusually  short  and  deep  should  then  be  investigated  to  see 
hat  the  safe  longitudinal  shearing  strength  is  not  exceeded.  If  «  is  longi- 
udinal  shear  per  sq  in,  V  is  external  shear,  and  A  area  of  cross-section, 
ben  •  »  3  V/2  A.  It  is  usually  only  necessary  to  obtain  the  bending  moment 
f ,  and  select  the  safe  working  value  S  for  the  timber  used,  and  figure 
h*,  from  which  the  dimensions  may  be  selected  to  conform  to  commer- 
ial  aaaes.     F.or  working  unit  stresses  see  Sect.  2,  Art.  5. 

Wooden  Columns  are  designed  by  the  use  of  a  column  formula.    See 
able  in  Sect.  2,  Art.  5. 

Trussed  Beams  are  used  when  the  span  length  becomes  too  great  for 
n  efficient  use  of  simple  beams.  This  limit  is  about  20  ft.  There  are. 
wo  types,  the  King  Post  and  the  Queen  Post  (see  Figs.  33  and  34). 
fhe  King  Post  is  used  for  spans  from  about  20  ft  to  about  25  ft,  and  the 
fcueen  Post  for  spans  over  25  ft.  Each  may  be  used  as  a  deck  bridge, 
ttstead  of  thru  as  shown.  In  case  of  the  deck  structure,  it  should  be  noted 
hat  the  inclined  members  become  tension  pieces  and  the  vertical  mem- 
bers compression  pieces,  and  that  the  beams  become  the  top  instead  of  the 
ottom  chord.  The  beam  is  usually  one  timber,  or  two  or  more  timbers 
lolted  together,  extending  over  the  entire  span,  and  is  therefore  subject 
o  continuous  beam  action.  In  designing  such  a  structure,  it  is  common 
o  find  the  stresses  on  the  assumption  that  the  members  together  act  as 
i  truss,  and  add  to  the  unit  stress  in  the  beam  due  to  this  action,  the  bend- 
ttg  unit  fiber  stress  due  to  direct  loads.  In  the  thru  structure,  the  top 
hord,  including  the  inclined  members,  are  timbers,  and  the  verticals  are 
ods.  In  the  deck  Structure,  the  bottom  chord  is  usually  one  or  more 
ods  and  the  verticals  become  timbers.  Care  should  be  taken  to  make 
uitable  joints  at  the  intersection  of  timbers  and  to  use  washers  and  plates, 
v  cast-iron  caps,  of  sixes  sufficient  to  transmit  stress  without  producing 
oo  great  unit  pressure  on  the  wood.  If  the  floor  of  the  bridge  is  sup- 
ported directly  upon  the  chords,  as  would  be  the  case  in  a  deck  structure, 
he  load  becomes  uniformly  distributed  and  the  beam  is  subjected  to  a 
Iross  bending  in  addition  to  the  stress  due  to  truss  action.  If  the  floor 
sets  upon  joists,  which  in  turn  are  supported  by  beams  at  points  a,  the 
Dad  becomes  concentrated  and  the  only  cross  bending  is  due  to  the  dead 
reight  of  the  beam  which  under  usual  conditions  may  be  neglected.  The 
ollowing  formulas  are  sufficient  for  practical  purposes. 
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King  Post  (i 
tension,  and  — 


f  A  A  A  AAA  k  kM    excepi  m  special  oases, 
Y  1/1/1/  1X1X1  \l\l\l\    traffic,  falsework,  etc. 
ft   ly  covered  by  a  roof  a 


Fig.  35 


Fig.  33),   uniform  load.      Let  10  =  load  per  ft,  +* 
compression,    ab  **  +  6.8  tr  L,  c&  =  -»L  m/2  A,  ec  * 
+  w  L»/8  h.      Unit    stress    in    ae  ■  r 
tr  L'/8  6  d  a,  and  to  find  total  unit  attests! 
to  this  the  greatest  fiber  stress  due  to  ace 
bending  obtained  by  the  formula  Si  *  + 
2.25  w  L*/b  d*.    Concentrated  load  of  V 
at  a:  ab  «  +  W;  db  «  -  W  m/2  A;  «  = 
+  W  L/4  a. 
Queen  Post  (see  Fig.  34),  xnnroBM  w* 
a6  =  +  11/30  wL;  c6=-  wLm/3  h;  cc  =  +  ,vft 

ip  L» /9  a,  66  *  —  w  L */9  A.    Unit  stress  in  cc  *  ./Jtessssa^- — r 

wL* /9bdh,  and  to  find  total  unit  stress  add       >^^  ^^    i 

to    this   Si    *    +  10  1Mb  dr.       CONCENTHATBD 

load  of  W/2  at  points  a  a:  ab  «  +  W/2\   cb  — 
-Wm/2n;cc-  +  W  L/6h;  66--WL/6A. 
Timber  Bridges  of  the   Howe   Type   (see 
Fig  35),  altho  formerly  very  common  in  certain  sections,  are  not  now  b£ 

except  in  special  cases,  such  as  for  tempers? 

These  bridges  are  ox* 
and  sides  to  prolong  tbfl 
life.  Many  are  in  existence  in  New  EagiaBi 
rural  sections,  but  they  are  gradually  bast 
replaced  by  steel  bridges  or  concrete  arches.  The  chords  and  diagcaafc 
are  made  of  timbers  and  the  verticals  of  rods.  The  stresses  may  be  Bgam 
in  the  same  manner  as  for  the  Pratt  truss,  which  see.  Usually  counter*  c 
timber  are  placed  in  each  panel,  the  same  as  shown  in  the  figure  for  the  W 
center  panels. 

8.    Highway  Bridge  Floors 

Width  of  Roadway.  See  also  Art.  4,  Clearances.  The  width  of  rod 
way  for  a  highway  bridge  is  much  more  variable  than  for  a  railroad  bridr 
In  general  there  is  little  variation  in  the  clear  width  of  the  latter,  the  & 
factor  being  the  number  of  railroad  tracks  to  be  accommodated.  The  vidd 
of  a  highway  bridge  depends  upon  the  volume  or  traffic,  which  in  turn  si 
ulates  the  kind  of  wearing  surface;  the  latter  regulating  the  floor,  orss 
ports  for  the  wearing  surface.  Thus  a  country  bridge  designed  for  losi 
under  Art.  4,  Cooper  Class  D,  would  probably  have  a  floor  of  ossl 
construction,  such  as  plank,  resting  directly  upon  stringers,  with  a  dil 
width  of  not  less  than  12^  ft,  while  if  Class  C  were  used,  the  width  «■" 
be  at  least  14  ft.  If  it  is  desired  to  have  vehicles  pass  each  other  on  & 
bridge,  these  figures  must  be  increased.  Good  practice  inclines  to** 
bridges  of  greater  widths  than  these  figures.  The  length  of  span  most  £ 
be  taken  into  consideration.  Ketchum  and  the  Mass.  R.  R.  Comm  > 
quire  the  width  between  c  to  e  trusses  to  be  at  least  1/20  span  length,  * 
the  former,  preferably,  at  least  1/12  span  length. 

City  Bridqes  which  carry  almost  constant  traffic  must  have  a  wesna 

surface  of  more  durable  material  than  plank.    This  requires  a  diffsw 

arrangement  of  the  floor  system,  and  a  width  sufficient  to  take  care  of  * 

♦^ftffic  in  both  directions.    This  does  not  mean  that  it  is  necessary  to  k* 

name  width  as  the  city  streets  for  traffic  over  a  bridge  is  contra*** 

being  no  necessity  for  stopping  at  the  curb.    There  should  be  no  d*1 

i  selecting  a  width  of  roadway  in  the  case  of  country  bridges,  «i*ac 
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without  electric  cars.     For  the  case  of  suburban  or  city  bridges,  the  case  may 
•all  for  study.     The  following  data  by  Spofford  (68b)  will  be  of  interest. 

Horse-Drawn  Vehicles.  The  width  of  ordinary  horse-drawn  vehicles  as  measured 
B  the  streets  of  Boston  is  given  in  the  following  table,  in  which  (1)  represents  distance, 
n  feet,  out  to  out  of  hubs;  (2)  the  distance,  in  feet,  out  to  out  of  wheels;  (3)  the  dis- 
tance, in  feet,  out  to  out  of  whiffletrees: 


Jay  wagon 

Eleavy  express 

Stoavy  express 

Eee  wagon 

Sack 

3oal  wagon,  3-horse 


(1) 


7.76 
7.65 
7.80 
7.40 
6.08 
8.50 


(2) 


7.00 
6.70 
6.70 
6.60 
5.25 


(3) 


8.00 
7.90 
7.60 
7.00 
6.83 
10.83 


Electric  Cars.  In  comment  upon  the  widths  of  electric  cars,  it  may  be  noted  that 
the  Mass.  Public  Service  Comm.  specifies  that  the  distance  center  to  center  of  tracks, 
ihould  be  9.71  ft,  and  that  for  this  spacing  a  total  width  in  the  clear  of  18.5  ft  is  re- 
quired by  two  lines  of  the  widest  cars,  8.79  ft  in  width,  used  in  Boston. 

Width  of  Various  Bridges  with  Traffic  Statistics.  Brooklyn  Bridge.  Width  of 
roadway,  two  roadways  16  ft  9  in  each  between  curbs,  with  single  street-car  track 
m  each.  Traffic  in  1912,  surface  cars,  round  trip,  1  474  610;  average  per  day,  includ- 
ng  Sundays,  4029  single  trips;  other  vehicles,  exclusive  of  trains,  1  282  000;  average 
per  day  of  24  hr,  including  Sundays,  8508  single  trips. 

Manhattan  Bridge.  One  roadway  35  ft  between  curbs,  without  street-car  tracks 
h  roadway.  Total  roadway  vehicle  traffic  in  1912,  1  607  800;  average  per  day, 
Deluding  Sundays,  4381  single  trips. 

Congrhbs  Strbbt  Bridgb,  BOSTON.  One  roadway  44  ft  oetween  curbs  on  fixed 
pans;  81  ft  4  in  between  curbs  on  draw-span.  This  bridge,  including  draw-span, 
p  used  regularly  by  three  lines  of  vehicles,  and  can  be  used  by  four  lie  as.  No  street 
sars.    Traffic  on  Sept.  11, 1908,  7362  vehicles. 

Rush  Strbbt  Bridqr,  Chicago.  Two  roadways  17  ft  4  in  between  curbs.  Two 
lines  of  traffic  on  each  roadway.  Traffic  on  Feb.  4,  1915,  between  7  A.M.  and  't  P  M. 
consisted  of  11  694  horse-drawn  and  motor  vehicles. 

The  following  figures  are  from  the  1911  Report  of  the  London  Traffic  Branch  of  the 
Board  of  Trade  and  refers  to  traffic  on  1  day  in  1911,  between  8  A.M.  and  8  P.M.: 

Waterloo  Bridgb.  Width  of  roadway  in  the  clear,  27  ft  6  in;  10 192  horse  and 
tnotor  vehicles;  no  street-cars. 

Westminster  Bridgb.  Width  of  roadway  in  the  clear  54  ft;  14  618  horse  and 
motor  vehicles,  including  2975  electric  tram  cars. 

Blackfriars  Bridgb.  Width  of  roadway  in  the  clear,  73  ft  6  in;  14  067  horse 
ind  motor  vehicles,  including  1829  electric  tram  cars. 

London  Bridgb.  Width  of  roadway  in  the  clear,  87  ft;  13  771  horse  and  motor 
vehicles;  no  street-cars. 

Weighted  Traffic  Units.  In  order  to  accurately  measure  the  capacity  of  a  bridge 
or  street  in  relation  to  traffic,  it  is  evidently  necessary  to  consider  the  character  of 
the  vehicles  and  their  speed,  as  well  as  their  number.  For  the  purposes  of  making 
nach  a  comparison,  the  London  Board  of  Trade  sets  up  as  a  unit  a  motor-cab  or  car- 
riage, and  assigns  the  following  numbers  to  other  classes  of  vehicles: 


Trade  Vehicles 

1  Hone,  fast 8 

1  Horse,  slow 7 

2  Horse,  fast 4 

2  Horse,  slow 10 

Motor,  fast: 2 

Motor,  slow 5 


Passenger  Vehicles 

Electric  trams 10 

Omnibuses,  horse 6 

Omnibuses,  motor 3 

Cabs,  horse 2 

Cabs,  motor 1 

Carriages,  horse 2 

Carriages,  motor 1 

Barrows 6 

Cycles H 
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The  Board  lays  down  the  following  definitions; 

Traffic  Volume  at  a  point  is  the  average  aggregate  number  of  traffic  unite  attest* 
table  to  vehicle*  which  pan  it  per  min  during  the  12  hr  from  8  AJU.  to  8  P.AC 

Average  Traffic  Density  is  the  aggregate  number  of  traffic  units  attributable  to 
vehicles,  which  pass  the  point  during  the  12  hr,  per  min,  per  10  ft  of  available  carnage- 
way. 

Greatest  Traffic  Density  is  the  average  density  per  min,  per  10  ft  of  araSassj 
carriageway,  during  the  busiest  hour,  expressed  in  traffic  units. 

With  the  above  units  and  definitions  in  mind,  the  following  comparison  of 
on  London  bridges  is  clear: 


Traffic  volume 

Average  traffic  density . . 
Hour  of  greatest  density. 

Density  of  that  hour 

Average  vehicles 


West- 
minster 
Bridge 


90.4 

20.3 

6  to  7 

28.8 

4.2 


Waterloo 
Bridge 


60.5 

22.0 

5  to  6 

22.5 

8.9 


South- 
ward 
Bridge 


105.9 
14.4 

6to7 

15.8 

5.0 


friars 


16.6 
5.8 


4.1 


89.2 

24.1 

11  to  12 

27.4 

4.0 


Wearing  Surfaces  and  Their  Supports.  See  Art.  4,  floors.  The  sur- 
faces most  commonly  used  are  plank,  wood  block,  stone  block,  and  brick. 
Sheet-asphalt,  bituminous  pavements,  and  cement-concrete  are  also  wad 
under  special  conditions.  Drowne  (4 1 )  in  a  report  to  the  3rd  Int.  Road  Coat* 
1913,  concluded  that  "  If  the  support  furnished  the  surface  is  unyielding. 
the  wear  of  bridge  surfaces  of  wood  block,  sheet-asphalt,  stone  block,  briek 
and  other  similar  types  is  not  any  different  than  it  is  under  the  same  est* 
ditions  on  the  street." 

Plank  is  used  mostly  for  country  bridges  and  may  be  of  one  thickw 
or  two.  The  life  of  a  plank  floor  is  very  variable,  depending  chiefly  upot 
the  amount  and  kind  of  traffic,  and  also  upon  the  wetness  of  the  seasoaa 
This  variation  will  be  from  a  few  months,  if  used  near  a  city,  to  sevens' 
years  if  in  a  place  where  travel  is  very  light.  Spruce  is  the  most  mimm*8 
plank  altho  yellow  pine,  Douglas  fir,  oak  and  chestnut  are  used.  Tk* 
planks  may  be  laid  cither  at  right  angles  with  the  axis  of  the  bridge  or  dbf- 
onally,  the  latter  method  making  a  floor  which  will  be  much  stiffer.  Planks 
should  not  be  laid  lengthwise  of  the  bridge  except  under  special  conditio* 
They  should  usually  be  laid  with  the  heart  side  down.  A  plank  floor  ■ 
supported  upon  steel  or  wooden  stringers,  spiking  pieces  being  bolted  to  tat 
steel  stringers.  It  is  not  customary  to  crown  a  single  plank  floor,  but  2 
two  thicknesses  are  used,  a  crown  is  more  necessary. 

Wood  Block  Pavements  arc  in  use  in  the  more  thickly  settled  dis- 
tricts. The  blocks  are  usually  about  3  or  4  in  square  and  6  to  10  in  ks| 
and  should  always  be  treated  with  preservatives.  They  are  usually  kid 
upon  a  cushion  of  sand,  asphalt,  cement  mortar  or  tar  pitch  resting  upoa* 
sub-base  of  wood  or  concrete.  The  wooden  base  is  usually  from  3  to  6  it 
in  thickness  and  is  either  treated  with  preservatives  or  water-proofed  • 
some  way,  and  the  joints  made  tight.  The  concrete  base  is  usually  supported 
by  a  buckle  plate  floor  or  by  a  reinforced  concrete  slab  floor,  or  by  concrete 
<"*n  I-beams.  A  longitudinal  expansion  joint  1  or  2  in  in  width  shonW 
"ided  next  to  the  wheel  guard. 

%  Block  Pavement  is  durable  but  expensive,  and   very  hearr. 
id   when   traffic  is  extremely  heavy.     It  is   laid   on   a   cushk* 
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of  sand,  and  should  have  the  joints  filled  with  tar  pitch.  A  concrete  base 
b  a  common  method  of  support  altho  sometimes  the  wooden  base  is  used. 
Stone  makes  a  much  better  foothold  for  horses  than  the  other  surfaces. 

Brick  Pavement  is  much  lighter  and  less  noisy  than  stone  and  is  cheaper 
than  wood  block  pavement.  The  method  of  laying  is  similar  to  wood- 
block. 

Cbmbnt-Concbbth  may  be  used  directly  as  a  wearing  surface.  Its  con- 
struction will  be  obvious.  Sometimes  a  concrete  surface  is  protected  by  a 
bituminous  surface  coating. 

Specifications.  Altho  Art.  4  gives  an  outline  of  several  specifications 
which  include  floors,  the  following  paragraphs,  being  more  complete  in 
themselves,  give  further  data. 

Wooden  Joists.  Wooden  floor  joists  shall  be  spaced  not  more  than  2>£  ft  centers, 
and  shall  lap  by  each  other  so  as  to  have  a  full  bearing  on  the  floorbeams.  Their 
width  shall  not  be  less  than  8  in,  or  H  the  depth  of  joist.  When  spaced  not  more 
than  2  ft  centers,  one  joist  shall  be  considered  as  carrying  K  of  the  concentrated  live 


Steel  Joists.  Steel  beams  when  used  as  joists  shall  have  a  depth  of  not  less  than 
!/aol  of  the  span,  and  V»  of  the  span  when  used  as  track  stringers.  When  a  single 
tM«4rm—  of  plank  flooring  is  used  the  spacing  of  steel  joists  shall  not  exceed  2  ft  6  in, 
centers;  when  a  heavier  floor  is  used  this  limit  may  be  3  ft.  When  spaced  not  to 
execod  2-ft  centers,  one  joist  shall  be  considered  as  carrying  y£  the  concentrated  load; 
when  spaced  more  than  2  ft  and  not  more  than  3  ft,  one  joist  shall  be  considered  as 
carrying  H  of  the  concentrated  load. 

Floor  Beams  All  floor  beams  shall  be  rolled  or  riveted  steel  girders,  rigidly  connected 
to  the  trusses  at  the  panel  points,  or  may  be  placed  on  the  top  deck  bridges  at  panel 
points.    Floor  beams  shall  preferably  be  square  to  the  trusses  or  girders. 

Connections.  All  steel  joists  and  stringers  shall  preferably  be  attached  to  the  floor 
beams  by  means  of  connecting  angles,  altho  in  ordinary  country  bridges  of  Class  D 
the  joists  may  be  decked  on  top  flange  of  floor  beams.  In  case  shelf  angles,  stiffened 
with  vertical  angles,  are  used,  the  rivets  in  such  angles  and  stiff eners  may  be  counted 
as  carrying  end  shear. 

Solid  Floor.  For  city  and  suburban  bridges,  a  solid  floor,  consisting  of  wooden 
blocks,  brick,  stone  blocks,  sheet-asphalt,  etc,  on  a  concrete  bed,  is  recommended. 
For  this  case  the  floor  shall  consist  of  buckle  plates  or  corrugated  sections  or  other 
satisfactory  reinforcement,  and  a  waterproof  concrete,  bituminous  or  Portland  cement 
mortar,  bed  not  less  than  8  in  thick  for  the  roadway  and  2  in  thick  for  the  footwalk, 
over  the  highest  point  to  be  covered,  not  counting  rivet  or  bolt  heads.  The  floor 
■hall  be  laid  with  a  slope  of  at  least  1  in  in  10  ft.  Buckle  plates  shall  not  be  less  than 
ft/l*  in  thick  for  the  roadway  and  H  in  thick  for  the  footwalk.  The  crown  of  the 
plates  shall  not  be  less  than  2  in.  For  solid  floor  the  curb  holding  the  paving  and 
acting  as  a  wheel  guard  on  each  side  of  the  roadway  shall  be  of  stone  or  steel  project- 
ing about  6  in  above  the  finished  paving  at  the  gutter.  The  curb  shall  be  so  arranged 
that  it  can  be  removed  and  replaced  when  worn  or  injured.  There  shall  also  be  a 
metal  edging  strip  on  each  side  of  the  footwalk  to  protect  and  hold  the  paving  in  place. 
Pavements  consisting  of  wooden  blocks  may  rest  upon  a  wooden  floor,  consisting  of 
planks  laid  transversely  and  at  least  4  in  thick.  The  type  of  block  and  method  of 
laying  shall  be  approved  by  the  engineer. 

Plank  Floor.  For  single  thickness  the  roadway  planks  shall  not  be  less  than  2^  in 
thick  for  oak,  southern  yellow  pine  and  chestnut  or  3  in  for  white  pine,  spruce  and 
Douglas  fir,  nor  less  than  Via  of  the  distance  between  centers  of  joists,  and  shall  be 
bid  transversely  with  J£-in  openings  and  securely  spiked  to  each  joist.  All  plank 
ihall  be  laid  with  heart  side  down.  When  an  additional  wearing  surface  is  required, 
it  shall  be  1H  in  thick,  and  the  lower  planks  of  a  minimum  thickness  of  2H  in  shall 
be  laid  diagonally  with  H-in  openings.  Footwalk  plank  shall  be  not  leas  than  2  in 
thick  nor  more  than  6  in  wide,  spaced  with  >i-in  openings.  All  plank  shall  be  laid 
with  heart  side  down,  shall  have  full  and  even  bearing  on  and  be  firmly  attached  to 
the  joists,  and  shall  be  sawed  in  a  straight  line  along  the  outside  of  roadway  and  walk. 

Wheel  Guards.    Wheel  guards  of  a  cross  section  of  not  less  than  6  by  4  in  su  " 
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be  provided  on  each  aide  of  the  roadway.  They  ahall  be  spliced  with  half-and-feafr 
joints  with  6-in  lap,  and  ahall  be  bolted  to  the  stringers  ox  joist  with  £fin  bob* 
spaced  not  to  exceed  6  ft  apart. 

Wood  Block  Paving  shall  be  laid  on  a  plank  base,  secured  to  spiking  pieces;  aD  cf 
which  shall  be  of  sound  merchantable  southern  yellow  pine,  free  from  loose  or  unood 
knots  or  other  imperfections  which  would  impair  its  strength  or  durability.  An  to 
be  cut  from  sound  live  trees.  The  spiking  pieces  if  laid  on  top  of  joists  will  be  *  a 
In  width  and  not  less  than  4  in  in  depth.  The  under  course  of  the  floor  will  be  of  3  a 
plank  steed  to  an  even  thickness  of  not  less  than  1%  in  and  laid  with  dose  joists 
All  unavoidable  openings  to  be  thoroly  calked  with  oakum  or  other  suitable  material. 
Upon  this  base  will  be  laid  the  wood  block  paving inches  in  depth. 

The  paying  blocks  will  be  truly  rectangular  in  form  and  ahall  be  dressed  on  si 
sides  except  the  top  and  bottom,  both  of  which  shall  be  smoothly  sawn.  The  bfeeb 
shall  not  vary  in  width  or  depth  more  than  VlB  in.  Their  width  shall  be  the  sane  lor 
the  entire  job  and  must  not  be  less  than  3  nor  more  than  4  in.  Their  length  seal 
not  be  less  than  6  nor  more  than  10  in. 

Treatment.  The  spiking  pieces,  planking  and  track  ties  shall  be  ereosotcd  vita 
12,  and  the  paving  blocks  with  18  lb  of  dead  oil  of  coal  tar  per  cu  ft  of  lumber,  in- 
jected by  the  pressure  process  in  closed  cylinders.  The  creosote  oil  shall  have  a  apectfe 
gravity  between  1.08  and  1.07  at  88°  C  (100°  F).  The  blocks  when  ready  for  see  sbsl 
not  absorb  water  more  than  an  average  of  4M%  of  their  dry  weight  after  being  heslei 
at  38°  C  (100°  F)  during  12  hr  and  then  placed  under  water  12  hr. 

Construction.  The  blocks  will  be  set  on  a  cushion  consisting  of  a  heavy  east 
of  coal  tar  paving  pitch  applied  while  hot  to  the  planking.  They  must  be  set  ssi 
tamped  quickly  before  the  pitch  hardens.  The  joints  must  then  be  thoroly  pitehai 
and  the  surface  flushed  with  an  application  of  the  hot  paving  pitch,  vntfl  all  joisti 
are  completely  filled.  The  blocks  will  be  set  with  the  grain  vertical  and  with  ekss 
joints  and  in  uniform  courses  at  right  angles  to  the  center  line  of  the  bridge,  in  sat* 
a  manner  that  the  longitudinal  joints  will  be  broken  at  least  2  in.  They  must  be  forced 
together  as  close  as  possible  by  hand  when  laid  and  properly  tamped  to  a  firm  Uiaiisg 
and  uniform  surface.  An  expansion  joint  of  such  width  as  directed  by  the  engiaesr 
<  will  be  provided  next  to  the  wheel  guards.  The  expansion  joint  to  be  finally  fiEaf 
with  the  paving  pitch.  A  thin  layer  of  dry  sand  will  be  spread  over  the  *fr»*»Wd  aamwe 
if  required  by  the  engineer. 

t 

9.    Reinforced  Concrete  Beam  and  Girder  Highway  Bridges 

Reinforced  Concrete  Beam  Bridges  may  be  divided  into  two  classes. 
First,  those  bridges  of  short  span,  not  exceeding  about  20  ft,  and  having 
only  ordinary  country  highway  traffic,  which  are  reinforced  concrete  slam 
bearing  from  12  to  18  in  on  each  abutment.  Such  slabs  may  be  designed 
the  same  as  the  tops  of  reinforced  concrete  box  culverts.  The  Connecting 
standard  design  for  this  type  of  bridge  for  16-ft  span  is  shown  in  Fig.  & 
The  second  class  is  made  of  similar  reinforced  concrete  slabs,  but  bear  net 
only  on  the  abutments,  but  also  on  two  or  more  reinforced  concrete  bean* 
which  in  turn  bear  also  on  the  abutments.  The  beams  in  this  case  are 
not  loaded  uniformly  thruout  their  clear  span.  If  the  clear  span  of 
the  beam  is  at  least  1.5  times  the  clear  distance  between  the  beams,  the  max- 
imum bending  moment  may  be  taken  as  if  the  beam  were  uniformly  loaded 
and  is  found  by  the  formula  M  =  w  L2/ 8  where  w  is  the  load  in  pounds  per 
foot  and  L  is  the  clear  span  in  feet.     For  less  span  of  beam  use  the  formal*: 

M  m  «         I  l  —  --  -=j-  J,  where  Ls  is  clear  distance  between  beams,  lb* 

raftult  should  be  multiplied  by  12  to  get  M  in  inch-pounds.    To  obtain  tht 

nsions  of  the  beam,  a  simple  approximate  formula  is  ta*  =  Af/100,  where! 

vidth  of  the  beam,  and  d  is  the  depth  from  the  top  of  the  beam  to  tfci 

of  the  reinforcing  steel.     Both  b  and  d  are  in  inches.    A  value  lot 

or  d  must  be  assumed  and  then  the  formula  solved  tor  the  ottaft 
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foully  6  should  be  about  \i  to  %  as  great  as  d.  Afl  d  is  depth  to  the 
leel,  the  total  depth  of  the  beam  should  be  about  d  +  lii-  The  reinforcing 
eel  is  made  up  of  round  steel  rods  whose  diameter  is  from  J^  to  1  in.     The 


SECTION  ON  SLAB 


HALF  ELEVATION 


ital  area  of  steel  in  the  beam  should  be  about  inf/100.  The  rods  may  be 
laced  from  2  to  (1  in  center  to  center.  Unless  the  clear  span  of  the  beam  is 
t  [east  100  times  the  diameter  of  the  reinforcing  steel,  twisted  square  rods 
wuid  be  used  in  place  of  plain  round  rods.    About  H  °'  the  rods  in  a 


T*& 


C  -1--. 


fij^teJ  . 


earn  or  slab  may  be  left  horizontal  thraout  their  entire  length.  Half  of 
le  remainder  should  be  bent  up  near  the  supports  according  to  each  of 
is  two  sets  of  dimensions  in  Fig.  37.  The  reinforcement  is  bent  up  at  an 
ngle  of  30s  to  46°  until  it  reaches  a  point  about  1  in  from  the  top  of  th- 
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beam,  and  then  it  is  carried  horizontally  for  the  rest  of  its  length, 
diagonal  reinforcement  takes  part  of  the  diagonal  tension  resulting  fan 
vertical  and  horisontal  shear.  In  addition  to  bending  the  rods,  it  is  go* 
practice  to  reinforce  against  diagonal  tension  by  the  use  of  stirrups.  &r 
nips  are  usually  made  of  round  or  square  steel  rods  about  half  the  m 
of  the  longitudinal  reinforcing  bars.  These  rods  are  bent  into  compkb 
rectangles,  the  ends  being  welded  together.  The  dimensions  of  the  no 
tangle  are  such  that  they  will  just  surround  the  longitudinal  and  bent  ban 
that  is  they  will  be  from  1  to  2  in  inside  of  the  surfaces  of  the  beam.  TV 
stirrups  should  be  wired  firmly  to  the  longitudinal  bars.  One  stirrup  ii 
placed  at  a  distance  \i  d  from  the  support;  the  second  H  d  from  the  fiat 
the  third  34  d  from  the  second;  and  the  fourth  d  from  the  third  (see  Fig.  37) 
The  reinforcing  steel  of  a  slab  bearing  on  all  four  edges  must  be  diridw 
between  the  two  directions.  If,  however,  one  dimension  of  the  slab  i 
more  than  1M  times  the  other,  the  slab  should  not  be  considered  as  be&ria 
on  the  ends  of  its  long  dimensions,  but  may  be  designed  as  a  simple  aU 
having  a  span  equal  to  its  shorter  dimension.  If  the  slab  is  square,  h 
of  the  load  is  considered  as  carried  by  each  sot  of  reinforcement. 

Taylor  and  Thompson  (20)  give  the  following  table  for  the  ratio  of  load  earac 
by  the  shorter  span: 


Ratio  of  Length 

Ratio  of  Load 

Ratio  of  Length 

Ratio  of  Load 

to  Breadth  of 

Carried  by 

to  Breadth  of 

Carried  far 

Slab 

Shorter  Span 

Slab 

Shorter  Spa 

1.00 

0.80 

1.80 

0.80 

1.05 

0.56 

1.85 

0.85 

1.10 

0.60 

1.40 

0.90 

1.15 

0.65 

1.46 

0.M 

1.20 

0.70 

1.50 

1.00 

1.25 

0.75 

• 

In  ease  a  slab  or  beam  is  continuous  over  three  or  more  supports,  the 
ing  moment  will  come  over  an  interior  support,  and  may  be  taken  as  If  «  •  LVH. 
and  tension  will  exist  in  the  top  of  the  slab  at  these  points  which  must  be  preridsl 
for  in  the  reinforcing. 

Several  Girder  Spans  may  be  used  in  place  of  a  long  steel  bridge  whs* 
the  necessary  piers  would  not  result  in  a  serious  obstruction  in  the  it** 
bed.  For  principles  of  design,  see  Sect.  2,  Art.  3,  REiMFORCBn  concmti 
For  design  of  beams  reinforced  both  top  and  bottom,  see  (20)  and  0\ 
They  may  also  be  used  where  arches  would  be  impracticable  on  aceacst 
of  lack  of  the  rigid  foundations  so  necessary  in  arch  construction,  ii 
investigation  carried  on  by  the  111.  Highway  Comm.  on  a  40-ft  thru  gbfe 
concrete  bridge  shows  that  there  is  a  great  increase  in  rigidity  of  ss4 
structures.  When  the  structure  was  over  3  years  old,  it  took  twice  the  ksd 
to  produce  the  same  deflection  as  at  age  of  00  days.  It  should  be  noted  tbt 
in  the  design  of  reinforced  concrete  bridges,  the  dead  weight  may  be  sevesl 
times  that  of  the  live  load,  and  that  the  latter  may  cause  very  little  propor- 
tional increase  in  stress  in  the  materials.  The  4th  Report  of  the  DL  B5^i 
way  Comm.  calls  attention  to  the  following: 

"The  abutments  for  slab  bridges  are  usually  low  and  comparatively  ri| 
-  been  found  impracticable  to  provide  sliding  of  the  superstructure  over  tat i 
it  has  been  found  more  economical  for  slab  bridges  to  provide  sufflck 
care  of  the  combined  dead  load,  live  load  and  temperature  iilmiw 
a  more  or  tees  complicated  and  expensive  expansion  of  low  friction.    Is 
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bsign  of  reinforced  concrete  girder  bridges,  however,  it  has  been  found  more  economical 
9  provide  for  expansion  at  one -end  of  the  bridge  than  to  use  sufficient  reinforcing 
teel  to  take  care  of  the  temperature  stress  in  addition  to  the  dead  load  and  live  load 
tresses.  The  use  of  an  expansion  device  of  low  friction  justifies  the  use  of  a  higher 
ead  and  live  load  unit  stress  in  the  steel.  This  is  of  considerable  importance  partic- 
larly  for  long  span  reinforced  concrete  girders  where  the  space  available  for  packing 
be  girder  steel  is  limited.  Two  methods  of  providing  for  expansion  in  girder  bridges 
ave  been  used  and  both  have  proved  satisfactory.  (1)  In  this  method,  the  wing  walls 
f  one  abutment  are  entirely  separated  from  the  abutment  wall  proper,  the  latter 
eing  free  to  move  at  the  top  with  the  expansion  or  contraction  of  the  superstructure, 
lie  wing  walls  are  designed  to  be  self-supporting.  As  girder  spans  designed  by  the 
tommission  have  so  far  been  limited  to  60  ft,  the  amount  of  movement  either  way 
vm  the  normal  is  small  and  is  taken  up  by  deflection  of  the  main  wall  or  a  slight 
Kking  of  the  wall  on  the  footing.  (2)  The  present  method  of  providing  for  expansion 
i  to  design  the  abutments  and  wings  in  the  ordinary  way,  separating  the  superstructure 
Mnpletely  from  one  of  the  abutments  by  a  thick  paper  joint  and  supporting  each 
irder  at  the  free  end  on  a  single  cast  iron  rocker  of  large  diameter.  The  reaction  is 
ansmitted  to  the  girder  and  abutment  from  the  rocker  thru  planed  structural  steel 
lates  stiffened  with  I-beams  when  necessary.  The  rocker  surfaces  in  contact  with 
M  bearing  plates  are  turned  to  insure  perfect, bearing  on  the  plates.  The  diameter 
\  the  rocker  is  made  proportional  to  the  load  imposed  per  lineal  inch,  in  the  same 
annex  as  is  commonly  used  in  proportioning  roller  nests  for  steel  bridges.  The 
|>per  and  lower  plates  are  bedded  in  the  concrete  of  the  superstructure  and  abut- 
ents.  The  rocker  is  located  in  a  pocket  built  in  the  abutment.  This  pocket  is  filled 
1th  a  soft  asphalt  to  prevent  the  entrance  of  water  or  dirt  and  to  protect  the  metal 
om  corrosion.  The  rocker  method  of  providing  for  expansion  has  proved  very 
tiafactory,  and  is  but  little  more  expensive  than  the  other  method." 

10.    Reinforced  Concrete  Arch  Highway  Bridges 

Types.  There  are  two  general  types  of  reinforced  concrete  arch  bridges, 
le  spandrel  filled  arch  and  the  open  spandrel  arch.  In  the  spandrel  filled 
•ch  the  ring  is  continuous  for  the  full  width  of  the  arch  and  the  load  on 
ie  rib  is  Ihe  weight  of  paving,  earth  fill,  the  rib  itself,  and  the  live  load. 
he  open  spandrel  arch  may  be  built  with  a  continuous  arch  rib  or  with 
to  or  more  separate  ribs,  and  the  load  is  transferred  either  by  columns 
*  walls  when  the  rib  is  continuous  and  by  columns  when  there  are  sep- 
•ate  ribs.  In  the  open  spandrel  type,  the  bridge  floor  is  usually  the  ordi- 
iry  girder  and  slab  construction,  and  is  designed  by  the  usual  methods 
1  reinforced  concrete,  namely,  for  its  own  dead  weight,  the  weight  of  paving 
id  fill  and  the  specified  electric  car  or  road  roller  concentration.  The  rib  is 
nially  designed  for  an  equivalent  uniformly  distributed  load  unless  the 
tan  is  so  small  that  the  concentrations  of  the  moving  load  cause  a  worse 
•ndition.  The  typical  problem  which  follows  deals  with  an  open  spandrel 
ch.  The  spandrel  filled  arch  is  computed  in  the  same  way  except  a  slice 
arch  1  ft  wide  is  used  and  all  loads  are  for  this  width.  Loads  in  this 
ae  are  conveniently  considered  to  act  at  center  of  divisions. 
Shape  of  Arch  Rib.  The  curve  of  the  rib  may  be  anything  that  fits  the 
\e  of  pressure.  It  is  usually  circular,  three  or  five-centered,  elliptic  or  even 
irabolic.  The  circular  curve  is  usually  satisfactory  for  open  spandrel 
ches  and  the  three-centered  and  elliptic  curves  are  common  and  satisfactory 
r  spandrel  filled  arches. 

Loads.  The  dead  load  is  the  actual  weight  of  the  structure  based  on 
0  lb  per  cu  ft  for  reinforced  concrete  and  100  to  120  lb  per  cu  ft  of  fill 
as  the  weight  of  paving  and  track.  Suitable  live  loads  depend  upon 
e  location  of  the  structure,  city,  suburban  or  country,  and  whether  the 
idge  carries  electric  cars.    All  highway  bridges  should  be  designed  t 
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carry  a  road  roller.  Equivalent  uniformly  distributed  live  loads  for  tie. 
arch  ribs  of  highway  bridges  carrying  electric  can  as  well  as  the  loads 
on  roadway  and  sidewalk  are  shown  in  Fig.  38  by  Taylor  and  Thompson 
(20).     Live  loads  for  Boors  and  columns  are  shown  in  Fin.  39. 

Impact.     There  is   no   unanimity   of   opinion    as   to   the  proper  impact 
allowance  for  highway  arch  bridges.     It  seems  proper  to  vary  the  impact 


stress  from  xero  in  light  country  bridges  with-  i  513 

out  electric  cars  to  not  more  than  60%  in  heavy  * — <"* — " 

city  bridges  with  electric  cars.     A  common  lor-  ■°*D  "•**«" 

mula  is  I  -  S  in  which  S  -  live  load  effect,  ■  "JJJ *  i"  ^^ 

due  to  moment,  shear  or  stress;  t  —  loaded  length  pro-      ■■■!»■••■ 
ducing  maximum  effect;   /  *  impact  effect.     Impact  is 
more  important  upon  the  floor  than  upon  the  ribs. 

Temperature.  Open  spandrel  arches  are  usually  as- 
sumed to  have  a  variation  of  temperature  of  22"  C 
(40s  F)  above  and  below  the  mean.     Spandrel   filled  .  <■»  "*«'.  , 

arches  are  not  subject  to  so  large  a  variation,  11°  C         *»*■»»■  W 
(20°  F)  above  and  below  the   mean  being  a  common  innmssi 

assumption.     These  figures  apply  in  the  northern  part  Fig.  Sd 

of  the  United  States.     If  temperature  stresses  are  not 
computed,  the  dead  and  live  load  compression  stress  in  the  concrete  ought 
to  be  limited  to  about  500  lb  per  sq  in. 

Rib  Shortening.  Stresses  due  to  rib  shortening  are  similar  to  those  d* 
to  a  fall  in  temperature,  and  it  is  usually  not  necessary  to  compute  thus 

except  in  very  flat  arches.     In  a  rib  with  ratio  — —   ■  5,  the  effect  is  aboat 

30%  of  that  due  to  fall  in   temperature  of  11°  C  (20°  F)  or  15%  due  to 
a  tall  of  22°  C  (40°  F). 

Materials.  First-class  1:2:4  broken  stone  concrete  ought  to  be  u»J 
for  all  concrete  above  foundations.  In  many  cases  abutments  or  foe*- 
■■-•.ions  may  be  1 :  2>£  ;  5  or  1:3:6  concrete. 

'  Stresses.  The  unit  stresses  recommended  by  the  Joint  Corn- 
on  Concrete  and  Reinforced  Concrete  (24)  are  satisfactory  for  Ha)i 
■earns  and   columns  of  open  spandrel   arch  bridges.     This  Joa* 
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Committee  was  composed  of  28  representatives  from  the  Am.  Soc.  C.  £., 
die  Am.  Soc.  Test.  Mat.,  the  Am.  Ry.  Eng.  Assn.,  the  Assn.  Am.  Portland 
dement  Mnfrs.  and  the  Am.  Concrete  Inst.  The  recommendations  of 
ihis  Committee  for  allowable  working  stresses  on  plain  and  reinforced  con- 
srete  are  made  in  percentages  of  the  ultimate  compressive  stress,  developed 
n  28  days  on  cylinders  8  in  in  diameter  and  16  in  long.  The  recommended 
init  stresses  for  a  1  :  2  : 4  concrete,  developing  an  ultimate  compressive  stress 
n  28  days  of  2000  lb  per  sq  in,  are  as  follows: 

Intensities  of  Working  Stresses  for  Reinforced  Concrete 

Percent-    In  Pounds 
Kinds  of  Stbbss  *jf        S*^ 

2000  lb         Inch 

Compression  on  concrete  in  extreme  fibres  of  beams  32.5  650 

Compression  on  concrete  in  extreme  fibres  of  con- 
tinuous beams  at  supports 37 . 5  750 

Concentric  compression  on  a  plain  concrete  pier,  the 

length  of  which  does  not  exceed  four  diameters  22.5  450 

tearing  on  plain  concrete  applied  to  a  surface  whose 

area  is  at  least  twice  that  of  the  loaded  area 35 .0  700 

Concentric  compression  on  a  column  reinforced  with 
not  less  than  1  %  and  not  more  than  4  %  of  longi- 
tudinal bars  only,  the  length  of  which  is  less 
than  12  diameters 22.5  450 

Concentric  compression  on  columns  reinforced  with 
not  less  than  1  %  and  not  more  than  4%  of  longi- 
tudinal bars  and  with  circular  hoops  or  spirals 
not  less  than  1  %  of  the  volume  of  the  concrete 
and  in  which  l/d  =  10.  (The  effective  area  of 
a  hooped  column  is  the  area  within  the  circle 
enclosing  the  spiral  hooping) 35 . 0  700 

Pinching  shear  on  footings 6  120 

hear  on  concrete  in  beams  with  horizontal  reinforce- 
ment only .2  40 

hear  on  concrete  in  beams  with  varying  kinds  of  web 

reinforcement 4.5  to   6    90  to  120 

tond  stress  between  concrete  and  plain  bars 4  80 

tond  stress  between  concrete  and  deformed  bars. ...  5  100 

tond  stfess  between  concrete  and  drawn  wire 2  40 

*ension  and  compression  on  steel  in  reinforcing  bars  16  000 

The  Joint  Committee  makes  no  recommendations  for  working  intensities 
f  stress  on  plain  or  reinforced  concrete  arch  ribs.  The  usual  specifications 
ive  the  following  values  for  highway  bridges:  Compression  on  concrete 
I  extreme  fibers  of  arch  ribs  when  live  and  dead  loads  only  are  considered, 
DO  lb  per  sq  in.  Compression  on  concrete  in  extreme  fibres  of  arch  ribs 
'hen  stresses  due  to  dead  and  live  loads,  temperature  and  rib  shortening 
re  considered,  600  per  sq  in.  These  two  values  are,  however,  seldom  con- 
stant inasmuch  as  stresses  due  to  temperature  and  rib  shortening  are 
•equently  much  larger  than  the  difference  of  100  lb. 

Temperature  stresses  vary  a  great  deal  in  different  arches  so  that  the 
mission  of  such  stresses  can  not  be  recommended.  It  is  better  practice  to 
ympute  the  stresses  due  to  the  dead  and  live  loads,  temperature  (40°  F 
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in  northern  part  of  the  United  States)  and  rib  shortening,  in  which  cast 
it  is  believed  that  ribs  having  l/d  =  10  can  properly  be  designed  by  uaag 
a  maximum  compressive  working  stress  of  700  lb  per  sq  in.  /  =  unstiffened 
length  of  rib  and  d= smallest  transverse  dimension  of  rib.  If  both  impart 
and  temperature  stresses  are  considered  it  is  permissible  to  use  /=750  lb 
per  sq  in  compression  in  1  :  2  :  4  broken  stone  concrete. 

Position  of  Live  Load  for  Maximum  Stresses  in  Arch.  For  the  ribitsdt 
approximately  the  worst  position  is  when  half  the  bridge  is  covered  iritb 
live  load.  This  is  due  to  largely  increased  moments.  In  a  series  of  arch* 
the  worst  condition  of  loading  for  a  pier  occurs  when  the  longer  span  ■ 
covered  with  live  load  and  the  shorter  one  carries  dead  load  only. 

The  Method  of  Design  outlined  below  is  the  elastic  method  adopts} 
to  fixed  ends  since  the  great  majority  of  concrete  arches  axe  of  this  type. 
For  derivation  and  full  discussion,  see  Turneaure  and  Maurers'  Principlo 
of  Reinforced  Concrete  Construction  (21). 

Approximate  Thickness  of  Arch  Rib  at  Crown.  It  is  convenient  to 
start  the  design  knowing  the  approximate  thickness  of  the  arch  rib  at 
the  crown.     A  common  formula  is  given  by  F.  F.  Weld,  applying  to  spandid 

filled  arches  only,  as  follows:  d  «  VL  +  0.1  L  +  0.006  W  +  0.0025  DM 
which  d  =  depth  of  arch  rib  at  crown  in  inches,  L  =  clear  span  in  feet 
W  «=  live  load  in  pounds  per  square  foot  uniformly  distributed,  D  =  dead 
load  of  material  above  the  crown  of  the  arch  per  square  foot  in  pound* 
The  arch  rib  is  ordinarily  from  one  and  one  half  to  twice  as  thick  st 


Fig.  40  . 

the  springing  line  as  at  the  crown.  No  formula  can  be  given  to  detenwsi 
the  tentative  size  of  the  rib  in  open  spandrel  arches.  When  conditkai 
are  known  it  is  usually  possible  to  compute  the  approximate  thrust  at  tat 
crown  by  moments  from  which  a  trial  thickness  and  width  can  be  seteeJei 

Fill  Over  Crown.  In  solid  spandrel  filled  highway  arch  bridges,  the  eari 
fill  over  the  crown  is  usually  equal  to  or  somewhat  greater  than  the  thick- 
ness of  the  rib  itself. 

Locating  the  Line  of  Pressure.     Fig.  40  represents  any  arch  cut  at  tk 

crown  with  the  two  halves  moved  apart  an  appreciable  distance  d.  so  tW 

fv.»v  can  t^  considered  temporarily  as  cantilever  beams  fixed  at  the  spnst* 

*«.     From  the  following  equations,  the  values  of  the  thrust,  moms* 

>d  eccentricity  at  the  crown  are  determined  in  terms  of  x,  y.  *< 
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and  n,  summed  up  about  the  centers  of  the  divisions  1, 2, 3,  etc(  as  shown 
below. 

nZmy - 2m2y 

ac  "      2[(2i/)*-nS»«) ^  *     *     *     W 

__  2  m  +  2  ffc  2  y 

M< Yn (2) 

2(mjg  -   wix,)  a; 

«,-§; ....'.  ~.  ....'.."...  .  (4) 

If  -m  +Afc  +  Hi/  ±  F«* (5) 

(+)  sign  in  the  last  term  of  equation  5  is  to  be  used  on  the 
left  half  of  arch  and  ( — )  sign  is  to  be  used  on  the  right 
half,  when  live  load  is  on  left  hand  half  of  arch; 
in  which  Hc  —  the  horizontal  thrust  at  the  crown; 

Me  =  the  bending  moment  at  crown,  assumed  positive  when 

the  stress  on  the  upper  fiber  is  compression  and 

negative  when  the  stress  in  upper  fiber  is  tension; 

Vc  ■■  the  shear  at  the  crown,  assumed  to  be  positive  when 

acting  upward  on  left  half  of  arch  as  shown  in  Fig.  40; 

M  ■»  actual  moment  at  any  section; 

m  »  the  bending  moment  at  any  point,  assuming  arch  to  be 
cut  as  in  Fig.  40  and  computed  as  tho  the  half  we  *e  a 
cantilever  beam,  that  is,  mu  =  the  moment  of  loads 
Pi  and  Pi  about  point  2,  center  of  the  second  divi- 
sion on  the  left  from  crown;  m  is  always  negative; 
n  ■■  the  number  of  divisions  in  one  half  the  arch  deter- 
mined below. 
MtV  m  the  horizontal  and  vertical  coordinates  respectively  of 
any  point  on  the  arch  axis,  referred  to  the  crown  as 
the  origin,  all  values  for  both  halves  being  positive; 
«t  ■»  the  eccentricity  of  the  line  of  pressure  from  the  arch 
axis  at  the  crown,  positive  when  above  and  negative 
when  below; 
/  »  moment  of  inertia  of  any  cross-section  «  Jc  +  r  Is\ 
r  =-  ratio  E,/Ec,  usually  15; 
S  =  length  of  any  division  of  the  arch  ring. 

In  equations  1, 2, 3, 4  and  5,  Ve  is  positive  when  live  load  is  on  left  half  only 
ad  equals  sero  when  the  live  and  dead  loads  are  equal  and  symmetrically 
laced  on  the  two  halves.  The  quantities  y,  y*,  and  z*  are  for  one  half 
ie  arch  only;  2m  is  for  the  entire  arch  and  equals  2m »  +  2m/,;  2(mR  — 
£,)  x  is  a  summation  in  which  mR  and  m&  are  the  bending  moments, 
i  cantilever  beams,  at  corresponding  points  in  both  halves  which  have 
ivial  abscissas  x.  2  m  p  is  for  the  entire  arch  and  equals  2(mjt  +  mL)y. 
liquations  1,  2,  and  3  require  that  J/S  must  be  a  constant,  because 
fJ3  has  been  cancelled  from  the  theoretical  equations  on  this  assumption. 
sK»h  half  of  the  arch  is  divided  into  the  same  number  of  divisions,  and 
©  centers  of  corresponding  divisions  are  numbered  alike  from  the  center 
Lt>.  To  avoid  too  large  divisions  toward  the  springing  lines,  arches  of 
dinary  span  require  from  seven  to  ten  divisions  in  each  half.    Tb* 
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ters  of  these  divisions  are  the  points  about  which  the  moments  man  "im- 
puted and  have  no  connection  with  the  points  at  which  loads  are  applied 
For  convenience  only  it  U  customary  in  the  spandrel  filled  arch  to  aamnt 
the  loads  to  act  at  the  centers  of  the  divisions.  If  it  happens  that  a  lead 
comes  exactly  at  the  center  over  the  crown,  it  is  considered  that  half  lis 
dead  load  acts  on  each  hall,  and,  if  loaded  with  live  load  over  one  htlf, 
then  the  whole  of  the  live  load  goes  to  the  loaded  side.  In  showing  that 
loads,  as  in  Fig.  41,  it  is  likely  to  save  trouble  if  loads  K  L  and  Lit  at 
separated  slightly  at  the  crown. 

Cost  of  Reinforced  Concrete  Arches.    Ordinary  spandrel  filled  arch  bridni 
from  40  to  100  ft  span  carrying  electric  cars,  and  having  1:2:4  brains 
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sign  the  various  loads  including  floor,  earth  fill,  columns,  arch  rib  and 
live  load  over  left  half  only  were  taken  as  follows: 


Loads 

on  One  Arch  Rib 

Load  Designation 

Dead,  lb 

Live,  lb 

Total,  lb 

a-B 

79  000 
55  000 
55  000 
49  000 
47  000 
40  000 

80  000 
20  000 
20  000 
20  000 
10  000 
10  000 
20  000 
20  000 
20  000 
80  000 
40  000 
47  000 
49  000 
65  000 
55  000 
79  000 

■ 

15  000 

10  000 

10  000 

10  000 

10  000 

10  000 

7  500 

5000 

5000 

5  000 

2  500 

94  000 

B-C 

65  000 

C-D 

65  000 

D-E 

59  000 

E-P 

57  000 

F-G 

50  000 

3-H 

87  500 

a-i 

25  000 

[  -J 

25  000 

r  -k 

25  000 

C-L 

12  600 

u-M 

10  000 

jtf-N 

20  000 

tf-O 

20  000 

>-P 

20  000 

>-Q , 

80  000 

J-B  

40  000 

I-S.. 

47  000 

\  -T 

49  000 

?-U 

55  000 

J-V 

56  000 

r-w 

79  000 

Total 

940  000 

Divide  each  half  of  the  arch  axis  so  that  I/S  =  a  constant.  See  Fig. 
lb.  The  size  of  the  rib,  the  amount  of  reinforcement  and  its  position 
aust  be  tentatively  assumed.  In  this  case  the  rib  is  5  ft  6  in  deep  at  the 
pringing  line  and  3  ft  deep  at  the  crown  with  a  constant  horizontal  thick- 
teas  of  3  ft  6  in.     Eight  1-in  square  rods  are  used  in  each  flange  thruout, 

in  from  center  of  rods  to  edge  of  rib  at  the  springing  line  and  3  in  from 
enter  of  rods  to  edge  ,of  rib  at  crown.  Lay  off  the  horizontal  line  ad, 
gee  Fig.  416),  equal  to  one  half  the  length  of  arch  axis,  that  is,  from  spring- 
lg  line  to  crown.  Select  not  less  than  four  points  on  the  arch  axis  at  ap- 
roximately  equal  distances  apart,  springing  line,  crown  and  two  interme- 
iate  points,  and  compute,  as  explained  below,  the  transformed  moments 
f  inertia  of  the  normal  cross-sections  of  the  rib  at  these  points.  At  some 
anvenient  scale  erect  perpendiculars  at  a,  6,  c,  and  d,  the  corresponding 
oints  in  Fig.  416,  so  that  half  the  values  of  I  for  each  point  is  on  each 
de  of  the  line  abed.  Then  draw  symmetrical  curves  thru  the  extremi- 
ea  of  these  perpendiculars.     Commencing  at  a,  -draw  an  inclined  line 

e,  then  the  perpendicular  ef.  Continue  this  process  until  the  last  in- 
Irted  line  passes  thru  d.  It  may  require  several  trials  to  secure  a  suitable 
umber  of  divisions.  The  horizontal  intercepts  *Si,  St,  &,  etc,  on  abed 
ow  represent  the  lengths  of  the  divisions  of  the  arch  such  that  I/S  = 
constant  when  /  for  any  division  is  measured  perpendicularly  be- 
veen  the  curves  at  the  middle  point  of  the  division.  Divide  each 
edf  arch  axis  into  divisions  equal  to  Si,  S%,  etc,  numbering  the  middle 
pints  of  the  divisions  from  the  crown  toward  the  springing  line  as  in 
18.  41a. 
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The  transferred  moment  of  inertia  is: 
I    =  h  +rl, 
in  which  Jc  =  moment  of  inertia  of  the  concrete  about  the  horiscssJ 

axis  thru  the  center  line  of  gravity  of  the  ciuon  wilii 
Is   =■  moment  of  inertia  of  the  steel  about  the  same  ax* 

usually  taken  as  As  d*. 
As  =  area  of  steel  in  arch  rib. 
d    =  distance  from  center  line  of  gravity  of  cross-section  fc 

center  of  steel. 

r     «=*  the  ratio  of  the  moduli  of  elasticity  of  steel  and  concrete  * 

Eg/Ec  ■»  16  by  usual  specifications. 

The  computations  for  the  location  of  the  line  of  pressure  are  all  tabubfed 

in  Table  I.     The  origin  is  taken  at  the  crown  with  the  X  and  F  aw  v 

shown.     Columns  2  and  3  give  the  values  of  the  x  and  y  coordinates  of  tke 

center  points  of  the  divisions  corresponding  to  the  numbers  in  column  L 

Columns  6  and  7  give  the  moments  about  the  center  points  of  the  diriaoDt, 

assuming  the  arch  cut  as  in  Fig.   40,  and  considering  each  half  to  be  i 

cantilever  beam  fixed  at  the  springing  line.     The  results  in  column  S  as 

products  of  the  sum  of  columns  6  and  7  multiplied  by  y  for  the  correspcst 

ing  points  and  all  quantities  are  negative.     Column  9  gives  results  for  tk 

difference  between  moments  mR  and  m&  for  any  point  multiplied  by* 

for  the  corresponding  point,  these  results  being  positive  when  the  In* 

load  is  on  the  left  half. 

The  quantities  H£,  Vc  and  4c  are  now  computed  from  the  Table  bj 
means  of  equations  1,  2,  3,  and  4.  The  line  of  pressure  can  now  be  located 
by  graphical  methods  as  follows:  Lay  off  the  vertical  loads  from  left  © 
right  on  the  line  a  b  c — u\  as  in  Fig.  41c  From  1,  draw  a  horizontal  fine  * 
Hc  =»  560  000  lb  and  at  its  left  extremity  erect  a  perpendicular  =  Vt  * 
13  550  lb,  upward  in  this  case  ^because  Vc  is  positive,  z  is  now  the  cor- 
rect pole  position  and  rays  are  drawn  from  z  to  a  b  c — to.  Scale  the  dis- 
tance ec  =  —0.128  ft  downward  from  origin  or  arch  axis  at  crown,  aa6 
thru  this  point  draw  a  line  between  the  continuation  of  the  load  fines  &r 
loads  K  L  and  L  M,  parallel  to  I  z  in  Fig.  41c  This  process  is  continued 
by  drawing  segments  of  the  line  of  pressure  between  the  load  lines  pareSa* 
to  the  corresponding  rays.  The  letter  at  the  extremity  of  the  ray  ahnp 
indicates  the  space  in  which  the  corresponding  segment  is  drawn,  h 
and  Vc  are  plotted  to  the  same  scale  as  the  vertical  loads.  The  knftfc 
of  any  ray  represents  the  stress  along  the  corresponding  segment  of  tk 
line  of  pressure,  the  last  two  segments  of  which  locate  the  resultant  ard 
pressure  on  the  abutments.  The  remaining  columns  of  Table  1  affori 
an  accurate  check  on  the  graphical  construction.  Columns  10  and  11  Bit 
self-explanatory.  Columns  12  and  13  are  computed  from  equation  $ 
and  are  the  true  moments  at  the  corresponding  points.  Columns  14  and  15 
give  the  vertical  intercepts  from  arch  axis  to  line  of  pressure.  The  rai- 
ment at  any  point  as  shown  in  columns  12  and  13  divided  by  Hc  &P& 
the  vertical  intercept  at  the  corresponding  point,  and  these  intercepts  cs 
be  immediately  used  to  check  the  position  of  the  line  of  pressure. 

Temperature  Stresses.     The  following  formulas  are  used  to  detenni* 
the  stresses 'due  to  temperature: 

El_       ctLn & 

Hi  "    S    X  [2(n2j/*-(2j/)*)]144 

**--*** <n 

n 


1446 


Highway  Bridges,  Culverts,  Retaining  Walls  Sect.  & 


in  which  Ht 
et 


L 

t 


Mu  *V  _ 

"■5J"-T * 

=  Mtc  +  H<u $ 

=  thrust  at  crown  due  to  temperature,  positive  for  ri» 
and  negative  for  a  fall  in  temperature; 

=»  moment  at  crown  due  to  temperature  and  always  op- 
posite in  sign  to  H$,  in  foot-pounds; 

=  moment  at  any  point  due  to  temperature; 

m  eccentricity  of  temperature  thrust  measured  down  ina 
the  origin  in  feet  (a  horizontal  line  drawn  below  ana 
axis  at  crown  by  an  amount  et  cuts  the  arch  axis  it 
two  points  where  moments  due  to  temperature  ue 
0,  and  this  line  locates  the  true  position  of  the  temper- 
ature thrust); 

■=  coefficient  of  expansion,  usually  taken  as  0.000  006  par 
degree  F; 

—  span  of  arch  axis  measured  between  springing  lines; 

=  change   in   temperature   in  degrees  F,  either  plus  or 
minus. 
In  equations  (6)  to  (9)  inclusive,  E,  J,  L,  and  *  are  in  inches.  Hi  in  pounds. 
Mt  in  foot-pounds,  et  in  feet,  y  in  feet,  and   [2(n2j/1  —  (2j/)s)]  is  in  feet 

The   latter    expression  » 


taken  from  Table  L  sad 
is  the  same  as  in  the  de- 
B  nominator  for  value  of 
Hc  except  the  signs  ait 
changed  to  give  a  positne 
value  to  Ht  for  a  rise  n 
temperature. 

Fig.  42  represents  tb» 
conditions  for  a  fall  is 
temperature,  momentsaai 
thrusts  having  opposite 
signs  from  those  sbowa 
for  a  rise  in  temperature. 

In  the  illustrative  prob- 
lem, J/S  -  2300.  E  » 
2  000  000,  c  «  0.000  00* 
L  -  164  ft  «  1968  in,  • 
sq  ft.     And  for  a 


FOR  A  FALL  IN  TEMPERATUR 
Q 


Fig.  42 


4392 


-  7,  t  -  ±  40°  F.,  2(n2j/«  -  (2j/)*) 
temperature. 

__        2  000  000  X  2300  (0.000  006  X  40°  X  1968  in  X  7) 

Hi  ■»  • — 


Af  ie  -  - 


24  200  lb  X  42 


42 


4392  X  144 

«  -  145  200  ft  lb 


24  2001b 


tt  —  — —  =  —  (6  ft)  at  springing  line  from  equation  (8). 

w 

*ent  due  to  a  rise  in  temperature,  Mu  ■»  —  145  200  ft  lb  +  24 
*t  -  +  570  000  ft  lb,  or  more  directly  Mis   -  24  200  lb  X  23.6 
)000. 
>rmal  thrust  on  any  cross-section  due  to  temperature  can  be 
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ed  by  the  method  of  Fig.  42,  in  which  H't  is  resolved  into  two  com- 
nents,  normal  and  parallel  respectively  to  the  cross-section.  The  tern- 
ture  thrust  is  taken  as  the  diameter  of  a  semicircle  E  F.  Then  any 
e  drawn  from  the  extremity  of  the  diameter  as  EG  parallel  to  a  normal 
any  cross-section,  to  its  intersection  with  the  circle,  measures  the  normal 
st  at  the  section,  which,  in  the  case  shown,  is  at  the  springing  line. 
e  line  O  F,  always  at  right  angles  to  EG,  measures  the  shear  on  the  see- 
on  due  to  temperature.  The  normal  thrust  at  any  section  due  to  vertical 
lading  is  obtained  from  Fig.  41c  by  resolving  that  ray,  that  cuts  the  see- 
on  in  question,  into  two  components  at  right  angles  such  that  one  is 
ryrmal  to  the  section. 

Stresses  in  the  Arch  Ring.  The  stresses  in  the  arch  ring  are  obtained 
f  combining  the  effects  of  thrust  and  moment  at  the  given  section.  When 
rnaperature  stresses  are  considered,  it  is  convenient  to  combine  the  mo- 
tents  due  to  vertical  loads  and  to  temperature  and  to  similarly  combine 
te  thrusts,  using  the  resulting  values  for  moment  and  thrust  in  the  equa- 
ons.  If  the  line  of  pressure  is  everywhere  within  the  middle  half,  middle 
drd  for  plain  concrete,  the  usual  formulas  for  combined  stress  are  ac- 
irate  enough.    These  are  as  follows: 

JV  Neu 

'<  'aTTTT^iTTTZ <10> 

Ac  +  r  As        Ic  +r  I* 

which  fc  =  unit  stress  in  extreme  fiber  of  concrete; 
fs  —  unit  stress  in  extreme  fiber  of  steel ; 
N  =  normal  thrust  on  cross-section; 

u  a  distance  from  center  line  of  gravity  of  cross-section  to  ex- 
treme fiber  of  concrete; 
v  —  distance  from  center  line  of  gravity  of  cross-section  to  ex- 
treme fiber  of  steel; 
r  ■=  ratio  Es/Ee  and  usually  =  15; 

The  denominators  of  equations  (10)  and  (11)  are  respec- 
tively the  transformed  areas  and  moments  of  inertia  of 
the  cross-sections,  the  latter  of  which  can  be  scaled  di- 
rectly from  Fig.  416; 
Ne  *  the  moment  at  the  section,  equals  normal  thrust  times  eccen- 
tricity, but  when  temperature  moments  have  been  com- 
bined it  is  more  convenient  to  substitute  directly  the  total 
moment  for  Ne. 
The  formulas  involve  the  assumption  that  every  fiber  in  the  cross-section 
rries  its  proportion  of  the  stress.     When  therefore,  a  solution  shows  a 
oflile  stress  in  concrete  of  about  150  lb  per  sq  in,  about  the  ultimate 
■ength  of  concrete,  the  formulas  begin  to  be  unreliable.     If  the  line  of 
assure  is  very  eecentric  or  the  temperature  thrust  is  very  large,  it  may 
found  that  these  formulas  do  not  apply  and  others  suitable  for  such 
adition  may  need  to  be  used.     Such  equations  are,  however,  difficult  to 
ve    without  proper  curves  and  cannot  be  given  here.     The  equations 
d  accompanying  curves  are  given  by  Taylor  and  Thompson  (20).     The 
izal  equations  are  satisfactory  for  the  illustrative  example,  but  it  will  be 
ind   that  they  reach  this  limit  of  usefulness  in  the  solution  for  stresses 
the  springing  line. 
Stresses  at  crown  of  arch.     See  Fig.  41a. 
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Thrust  due  to  vertical  loads -  +     560  000  ft 

Thrust  due  to  rise  in  temperature  of  22°  C  (40°  F) . .    -  4-       24  0001b 

Total  thrust  at  crown 584  200  lb 

Moment  due  to  vertical  loads ■■  —       72  000  ft  I 

Moment  due  to  rise  in  temperature  of  22°  C  (40°  F) . .   =  —      145  200  ft  I 

Total  moment  at  crown ■=  —     217  200  ftfc 

=  -  2  6O6  400kfc 
Transformed  area  at  crown  —  Ac  +  r  A$  —  1736  sq  in 
Transformed  /  at  crown       ■■  Ie  +  r  Is    —  213  400  sq  in 

u  =»  19.5  in  v  *  16  in. 

Maximum  compressive  stress  in  lower  fiber  of  concrete  from  equation  (14: 
584  2001b       2  606  400  in  lb  X  19.5  in 
fc  "  1736  sq  in  +  213  400  in* 

«  336  lb  per  sq  in  +  239  lb  per  sq  in 
«  575  lb  per  sq  in  compression  in  concrete. 
Minimum  compression  stress,  fc,  on  upper  fiber  at  crown: 
fc  =  336  lb  per  sq  in  -  239  lb  per  sq  in 

=  97  lb  per  sq  in  compression  in  concrete. 

Maximum  compression  stress  in  steel  at  crown  in  lower  fiber  from  eq» 

tion  (11): 

,584  200  lb  X  15       15(2  606  400  in-lb  X  16  in) 
"  *        1736  sq  in  213  400  in4 

—  5040  lb  per  sq  in  +  2940  lb  per  sq  in 
=  7980  lb  per  sq  in  in  compression  in  steel. 
Minimum  compressive  stress  in  steel  at  crown  in  upper  fiber: 
fs  =  5040  lb  per  sq  in  -  2940  lb  per  sq  in 
=  2100  lb  per  sq  in  compression  in  steel. 
Stress  at  springing  line  of  arch  (see  Fig.  41a).     On  account  of  greater  at- 
centricity,  the  right  side  is  selected. 

Thrust  due  to  vertical  loads ■»  +         712  000  Ik 

Thrust  due  to  rise  in  temperature  of  22°  C  (40°  F) . .   -  -f  18  500  * 

Total  thrust  at  springing  line =  +         730  500  lb 

Moment  due  to  vertical  loads , «  +         670  000  ftl 

Moment  due  to  rise  in  temperature  of  22°  C  (40°  F) . .   «  +         570  000  M 

Total  moment  at  springing  line =  +  1  240  000  fit 

=  +  14  880  000  ml 

Transformed  area  =  Ac  +  r  As  at  springing  line.  ...»  2996  sqfi 

Transformed  /        =  Te   +  r  1$  at  springing  line. .  . .   =  1  170  000 sf 

u  =  33  in  v  =  27.5  in. 

Maximum  compression  stress  in  concrete  at  springing  line  in  upper  fita 

from  equation  (10): 

=  730  500  lb       14  880  000  in  lb  X  33  in 

fc  ~  2996  sq  in  +  1  170  000  in4 

«=  244  lb  per  sq  in  +  420  lb  per  sq  in 

=■  664  lb  per  sq  in  compression  in  concrete. 

Maximum  tensile  stress  in  concrete  at  springing  line  in  lower  fiber, 
fc  —  244  lb  per  sq  in  —  420  lb  per  sq  in 
»  176  lb  per  sq  in  in  tension. 
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Maximum  compression  stress  in  steel  at  springing  line  in  upper  fiber 
from  equation  (11): 

„.  15(730  500  lb)       15(14  880  000  in  lb  X  27.5  in) 

fs  2996  sq  in      +  1  170  000  in1 

=  3660  lb  per  sq  in  +  5240  lb  per  sq  in 
=*  8900  lb  per  sq  in  compression  in  steel. 

Maximum  tensile  stress  in  steel  at  springing  line  in  lower  fiber: 
fs  -  3660  lb  per  sq  in  -  5420  lb  per  sq  in 
=  1580  lb  per  sq  in  tension  in  steel. 

Without  considering  temperature,  the  maximum  compression  stress  in 
concrete  at  the  springing  line  is  found  to  be  465  lb  per  sq  in  and  no  tension 
sxists.  These  stresses  are  satisfactory  for  the  sections  selected.  If  the  unit 
stress  should  prove  to  be  too  large  or  too  small,  the  shape  of  the  arch  rib 
vould  need  to  be  revised  and  new  computations  made. 

11.    Stone  Masonry  Arch  Highway  Bridges 

The  masonry  arch  has  been  largely  superseded  by  the  reinforced  concrete 
urch.  Only  brief  mention  will  here  be  made  of  some  of  the  characteristics 
>f  such  arches,  and  it  should  be  noted  that  no  attempt  has  been  made  to 
pve  any  principles  of  design.  For  complete  discussions,  reference  should 
«  had  to  works  on  masonry  and  arches,  see  (2),  (12a)  and  (16b). 

Parts  of  an  Arch.  Baker  (2)  gives  the  following  definitions:  Abutment, 
i  skewback  and  the  masonry  which  supports  it.  Backing  the  masonry 
mtside  and  above  the  arch  stones,  which  usually  has  joints  horizontal  or 
learly  so.  Crown  the  highest  part  of  the  arch.  Extrados,  the  convex 
nirve  which  bounds  the  outer  extremities  of  the  joints  between  the  vous- 
oire.  Haunch,  the  indefinite  part  of  the  arch  between  the  crown  and  the 
ikewback.  Intrados,  the  concave  line  of  intersection  of  a  vertical  plane 
vith  the  lower  surface  of  the  arch.  Keystone,  the  center  or  highest 
roussoir  or  arch  stone.  Rise,  the  vertical  distance  between  the  highest 
>art  of  the  intrados  and  the  plane  of  the  springing  lines.  Skewback, 
he  inclined  surface  or  joint  upon  which  the  end  of  the  arch  rests.  Span, 
he  horizontal  distance  perpendicularly  between  the  lowest  joints  of  the 
irch.  Springing  line,  the  inner  edge  of  the  skewback.  Spandrel,  the 
ndefinite  space  be  ,ween  the  extrados  and  the  roadway.  The  wall  at 
he  end  of  the  arch  above  the  extrados  is  called  the  spandrel  walr;  and  the 
naterial  between  the  end  walls  and  above  the  extrados  is  called  the  spandrel 
tiling.  VpussoiR,  one  of  the  wedge-shaped  stones  of  which  the  arch 
3  composed;  also  called  an  arch  stone.  The  voussoirs  which  show  at  the 
nds  of  the  arch  are  called  ring  stones;  and  those  which  do  not  thus  show 
are  called  arch  sheeting.  If  the  intrados  is  a  semicircle,  the  arch  is  a 
ull  centered  arch,  and  if  less  than  a  semicircle,  it  is  a  seomental  arch. 

Methods  of  Failure.  An  arch  may  fail:  (1)  By  crushing;  (2)  by  sliding 
f  one  voussoir  on  another,  or  by  sliding  upon  the  foundation;  (3)  by  rota- 
on  about  some  joint.  Settlement  of  the  foundation  is  a  common  primary 
rose  of  failure.  Baker  (2)  states  that  to  prevent  (1)  "  the  line  of  resist- 
ice  should  intersect  each  joint  far  enough  from  the  edge  so  that  the  mai- 
num  pressure  will  be  less  than  the  crushing  strength  of  the  masonry  ";  to 
re  vent  (2)  "  the  angle  between  the  line  of  resistance  and  the  normal  to  any 
>int  should  be  less  than  the  angle  of  repose,  angle  of  friction,  for  those  sur- 
tces;  that  is  to  say,  the  tangent  of  the  angle  between  the  line  of  resistance 
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and  the  normal  to  any  joint  should  be  less  than  the  coefficient  of  friction* 
to  prevent  (3)  "  it  is  necessary  that  the  line  of  resistance  shall  everyws* 
lie  between  the  intrados  and  the  extrados."  For  good  design,  the  liaeo 
resistance  should  be  inside  the  middle  third  of  the  arch  ring. 

Line  of  Resistance,  fip 
43  shows  the  forces  aetaj 
upon  34  of  a  masonry  uA 
This  arch  has  been  dmsx 
into  imaginary  section*  fe 
lines  as  shown.  Aasaaaf 
that  the  arch  is  symmetB 
cally  loaded  and  that  al 
forces  are  known  in  mag 
nitude,  direction  and  fin 
of  application,  H  and  f 
may  be  combined  gH& 
R\  which  intersects  I" 
at  a.  R\  is  combined  *iti 
Pi  giving  Rt  which  taw 
sects  n  o  at  b,  etc.  H 
points  a,  b,  c,  d,  e  are  cafe 
centers  of  resistance  a* 


Fig.  48 


the  polygon  developed  by  connecting  them  is  called  the  line  of 

which  approaches  a  curve  as  the  number  of  divisions  of  the  arch  is  increase 

CULVERTS 

12.    Location  and  Design  of  Culverts 

Culverts  are  usually  placed  on  the  line  of  natural  water  courses,  at  tfc 
bottom  of  the  sag  in  the  profile  of  the  original  ground.  Nearly  always,  tac 
arc  placed  under  fills,  and  occasionally  under  cuts.  They  should  ma 
under  the  highway  as  nearly  as  possible  at  right  angles  to  its  center  fee 
This  saves  in  cost. 

The  Size  of  a  Calvert  depends  upon  the  rate  of  rainfall  per  hour  for  j 
period  of  time  equal  to  the  time  required  for  water  to  reach  the  cuWff 
from  the  farthest  part  of  the  drainage  area.  That  is,  if  all  the  rain  faQsj 
on  an  area  reaches  a  culvert  in  10  min,  and  a  maximum  rainfall  of  H^ 
in  10  min  is  recorded,  then  the  rate  of  rainfall  for  that  culvert  would  I 
3  in  per  hr.  For  large  areas,  the  maximum  rainfall  in  1  hr  is  used,  ft 
size  depends  on  the  size  of  the  drainage  area,  and  also  upon  its  shape  a* 
configuration;  thus  a  nearly  square  or  circular  area  requires  a  larger  call*" 
than  one  which  is  long  and  narrow,  one  with  well  defined  valleys  requii* ! 
larger  culvert  than  one  consisting  of  a  flat  slope.  The  size  depends  ab 
upon  the  amount  of  vegetation  and  cultivation;  trees  and  brush  by  retard*] 
the  flow  of  water  and  cultivation  by  making  the  soil  more  absorbent  &*: 
decrease  the  size  of  culvert  necessary.  In  warm  climates,  size  depesd 
upon  porosity  of  soil.  On  extremely  sandy  soils  30  to  50%  of  rainfall  *J 
reach  the  culvert;  on  heavy  clays,  90  to  100%.  Long  heavy  rains  will  saw 
rate  any  soil  until  nearly  the  entire  rainfall  will  run-off  to  the  culvert.  FroaW 
prr^nnri  ^i  give  ioo%  run-off,  to  which  should  be  added  allowance  for  isS 
^w. 

Probably  the  two  formulas  which  have  been  used  more  thai 
for  size  of  culverts  are  as  follows:    In  Atlantic  states,  Mj«*' 
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ormula  A  =  C  V  acres  iy  drainage  area;    in  Miaaiaaippi  valley  states, 

Talbot's  formula;  A  =  C  V  (acres  in  drainage  area)'.  In  both  formulas,  A 
B  the  cross-section  of  the  culvert  in  square  feet;  C  varies,  in  Myer's  formula, 
rom  1  for  rolling  country  and  1.5  for  hilly  ground  to  4  for  mountainous 
>r  rocky  ground;  and  in  Talbot's,  from  H  for  long,  narrow  valleys  to  1 
or  steep,   rocky  ground.      The   following  method  is  recommended  for 

letermining  the  size  of  culvert:  V  =  CV  *,  where  V  =  velocity  of  water 
n  miles  per  hour,  C  varies  between  10  where  contours  are  straight  and 
\0  where  there  is  a  well  defined  valley,  and  «  is  the  ratio  of  slope.  If 
>y  this  formula  V  is  greater  than  7,  use  V  «  7.  T  **  D/V,  where  T 
9  the  time  in  hours  required  for  water  to  reach  the  culvert  from  the  most 
emote  part  of  the  area,  and  D  is  the  distance  from  that  point  to  the  cul- 

'ert  in  miles.  Q  =  H  r  y  S  A3,  where  Q  is  the  discharge  in  cubic  feet 
>er  second, r  is  the  rate  of  rainfall  in  inches  per  hour  for  time  T,  Sis  slope 
q  percent,  A  is  acres  in  area.  The  cross-section  of  the  culvert  equals 
>/10. 

18.    Construction  of  Culverts 

For  Pipe  Culverts  under  low  fills,  use  two  or  three  pipes  side  by  side  in 
>lace  of  one  larger  pipe.  Use  pipe  culverts  up  to  capacity  of  two  24-in 
>ipes.  Be  sure  that  conditions  at  the  lower  end  of  the  culvert  will  carry 
►ff  water  as  fast  as  the  culvert  discharges.  Lay  all  pipe  culverts  nearly 
Bvel  from  upper  end  for  half  its  length,  then  slope  at  least  one  in  ten  to 
Dwer  end,  rounding  off  change  of  slope.  Settlement  of  fill  is  thus  taken 
are  of.  The  bottom  of  the  inside  of  the  pipe  at  each  end  should  be  at  the 
levation  of  the  natural  soil.  All  pipe  culverts  have  at  least  1  ft  of  fill 
ver  them,  and  where  traffic  causes  very  heavy  loads,  2  ft.  If  the  fill  is 
iOt  over  10  ft,  double  strength,  vitrified  sewer  pipe  may  be  used.  Tnis 
omes  in  lengths  of  24  in,  30  in  or  36  in  dependent  on  the  sise  of  the  pipe. 
t  the  soil  is  firm,  excavate  about  1  ft  wider  than  the  sise  of  the  pipe  and 
bout  8  in  below  the  pipe  grade.  Fill  in  with  gravel,  bedding  the  pipe 
hereon,  but  use  care  that  the  pipe  bears  entirely  upon  its  barrel  and  not 
n  its  bell  ends.  Lay  the  pipe  to  the  true  line  and  grade  beginning  at  the 
jwer  end  of  the  culvert  and  facing  the  bell  ends  towards  the  upper  end  of 
he  culvert.  Caulk  joints  with  oakum  and  fill  in  the  remainder  of  the  joint 
rith  a  mixture  of  one  part  Portland  cement  and  one  part  sand.  In  back- 
lling,  fill  slowly  in  thin  layers  and  tamp  thoroly  on  both  sides  of  the  pipe. 
ls  pressure  on  top  of  the  pipe  tends  to  burst  out  the  sides,  do  not  tamp  hard 
irectly  over  it. 

Cast  Iron  Pipes  are  always  better  than  vitrified  pipe  culverts  and  the  extra 
oet  is  more  than  compensated 
>r  by  their  greater  permanency, 
"hey  are  constructed  similarly 
scept  that  the  joints  of  the  cast 
-on  pipes  are  filled  with  lead, 
latead  of  cement  mortar,  which 
ives  a  much  more  pliable  joint. 

Or  rock's  "Railroad  Structures 
nd  Estimates"  (18)  gives  the 
allowing  weights  for  cast  iron 
ipe,  and  cost  at  $35  per  ton: 

Corrugated  Metal  culverts  have  come  rapidly  into  use  in  highway  con- 
t£ge$ion,  as  corrugation  gives  a  very  high  strength  in  proportion  to  the      A 


Diameter 

Weight 
per  Ft 

Cost 
per  Ft 

8  in 

581b 

73  1b 

951b 

1191b 

147  1b 

1761b 

$0.93 

10  In 

1.28 

12  in 

1.66 

14  in 

2.09 

16  in 

2.57 

18  in 

3.08 
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weight  of  the  material.  Corrugated  metal  culverts  come  from  the  factory 
in  sections  of  semi-circumference  2  ft  in  length,  taking  two  sections  to  form 
a  complete  pipe.  It  is  made  in  sixes  of  from  8  in  to  72  in  in  diameter. 
Trenching  is  done  as  for  other  pipe  culverts  except  that  there  are  no  beD 
ends  to  be  cared  for.  Owing  to  its  light  weight,  the  culvert  may  be  pot 
in  place  with  less  trouble  than  with  any  other  pipe.  Backfilling  should  be 
done  with  just  as  great  care  as  is  used  for  other  pipes. 

Corrugated  metal  culverts  are  also  made  in  one  piece  complete  areolar 
sections  in  lengths  up  to  36  ft.  These  lengths  are  fastened  together  by 
corrugated  metal  collars  covering  adjoining  ends  and  bolted.  All  corrugated 
metal  culverts  should  be  galvanized;  the  coating  should  contain  not  lea 
t.h«-n  ^  os  of  sine  per*  sq  ft  of  each  side  of  the  metal.     The  approximate 

v>. ,  cost  per  lin  ft  is  about  as 

^/•z*  follows:  8-in,  54  cents;  12- 

in,  72  cents;  18-in,  $1,04; 
24-in,  $1.44;  36-in,  S2.S4; 
48-in,  $4.14. 

Concrete  Pipe.  Altho 
both  plain  and  reinforced 
concrete  culvert  pipe  is  on 
the  market,  the  reinforced 
pipe  is  much  better,  be- 
cause of  its  lighter  weight 
for  a  given  strength.  This 
pipe  is  made  in  a  variety  of 
sises,  the  smaller  sixes  beinf 
reinforced  with  wire  mesh. 
Notes:  8-in  Pipe  Culvert,  one  end,  4  ft  2  in  long;  and  the  larger  with  hoops 
0.77  eu  yd.  and  longitudinal  bars.  Care 

10-in  Pipe  Culvert,  one  end,  4  ft  10  in  long;  must  be  used  in  laying  u 

0.92  eu  yd.  the  hoop  reinforcement  is 

16-in  Pipe  Culvert,  one  end,  6  ft  10  in  long;  near  ^  inMf&  of  tf|e  ^ 

1.4Z  cu  ?*■  at  the  top  and  bottom  and 

g*  near  the  outside  at  the  sicks 

of  the  pipe.     These  pipes  are  cast  in  2}£  and  3-ft  lengths  and  have  bet 

and  spigot  joints,  which  are  filled  with  cement  mortar,  one  part  Portland 

cement  and  one  part  sand. 

End  Walls  for  Pipe  Culverts,  Massachusetts  standard  concrete  end  walls 
for  pipe  culverts  are  shown  in  Fig.  44.  It  is  estimated  that  end  walls  cost 
about  $8  per  cu  vd  of  concrete  in  place. 

Stone  Box  Culverts  may  be  used  where  large  blocks  of  stone  are  available 
and  where  the  use  of  concrete  materials  would  require  a  long  haul.  The 
cover  stones  must  be  large  enough  to  overlap  for  at  least  1  ft  on  each  side 
wall.  This  type  of  culvert  may  be  built  double  in  order  to  increase  its 
capacity,  the  center  wall  being  built  with  a  cut-water  end.  The  ^ade  and 
center  walls,  which  should  have  a  thickness  of  not  leas  than  0.4  their  height* 
are  built  of  large  stone  laid  in  Portland  cement  mortar  and  extend  at  least 
23^  to  3  ft  below  the  natural  surface  of  the  ground,  with  spread  footings. 
if  necessary,  to  secure  a  proper  bearing.  The  floor  of  the  culvert  is  paved 
~'Ak  cobblestones  set  on  end,  so  that  their  tope  are  in  the  same  general  plan*. 
~uted  with  Portland  cement  mortar.  Massachusetts  standards  lor 
>x  culvert*  with  end  walls  and  also  with  stepped  ends  are  shown  is 
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Two  by  Two  Foot  Culvert 


Reinforced  Concrete  Culverts.  For  spans  of  4  to  10  ft  thru  small  fills,  use 
plain  concrete  sides  and  reinforce  the  top  and  bottom  by  embedding  old 
railroad  rails  in  10  to  12  in  of  concrete.  Place  rails  12  in  centers,  except  under 
heavy  traffic,  in  which 
case  the  rails  in  top  of 
culvert  should  be  &  or 
10  in  centers,  the  top 
to  bear  at  least  1  ft  on 
sach  side  wall.  The 
ride  walls  should  be  2 
Ft  thick  at  the  top  and 
should  batter  on  the 
$arth  side  to  a  thick- 
iees  at  the  bottom  of 
lot  less  than  0.4  their 
leight.  If  soil  is  firm, 
nake  the  floor  of  pav- 
ng  stone  as  for  a  stone 
x>x  culvert.  If  soil  is 
lot  firm,  make  the 
ioor  similar  to  the 
op,  but  place  rails 
>oth  transversely  and 
ongitudinally.  This 
s  not  strictly  rein- 
oroed  concrete,  as  the 


a'o* 


Four  by  Four  Foot  Culvert 
Notes:  2  by  2  ft  Culvert,  one  end:  Above  foundation,  1.59 
eu  yd;  foundation,  1.20  cu  yd;  apron,  4  by  2  by  0.5  ft, 
0.16  cuyd;  walls,  covers,  paving,  0.864  cu  yd;  paving, 
8  in  deep. 
2  by  2  ft  Culvert,  end  stepped,  one  end:  Above  foundation, 
1.7  cu  yd;  foundation,  2.10  cu  yd;  apron,  4  by  2  by  0.5 
ft,  0.16  cu  yd;  walla,  covers,  paving,  0.864  cu  yd. 
pad  is  earned  entirely  4  by  4  ft  Culvert,  one  end:  Above  foundation,  4.92  cu  yd; 
>y  the  rails,  the  con-  foundation,  2.81  cu  yd;  apron,  6  by  2  by  0.5  ft,  0.22  cu 
rete  merely  protect-  yd;  walk,  paving,  1.11  cu  yd;  covers,  0.22  cu  yd;  pav- 
au  the  rails  and  mak-      hig,  12  in  deep. 

a«  them  act  together.  4  b/A4  ft  ^Jf"*-*!?  *t*»1?*'  on°  "^  A^?va  £»***»• 
p0uor  /9n  _•  •  tK.  4.0  cu  yd;  foundation,  4.15  cu  yd;  apron,  6  by  2  by  0 . 5  ft, 
-Barer  w  »ves  ine      Qj22  ^    d  w§^  v^via^t  lmll  ^  yd.  ^y^g  0>22  cu  yd. 

allowing        FORMULAS  —       45 

:>r  the  design  of  regu- 

%r  reinforced  concrete  box  culverts:  For  top  and  bottom :  M  =  S*  (100  H+L) ; 

for  side  walls,  M  =  1.4  (2H  h*  +  h') ; 
where  M  =  maximum  bending  moment 
in  inch-pounds,  8  —  clear  span  in  feet, 
H  =  height  of  embankment  above  in- 
side of  culvert  top  in  feet,  L  =  live  load 
in  pounds  per  square  foot,  h  =  clear 
height    of   culvert   in    feet.     Consider- 

_ m  ing  1  ft  of  length   of  either   top,  bot- 

^ot^a:  Reinforced  Concrete  2  by  2  ft  Cul-  torn  or  side  as  the  beam,  the  thick- 
vert.  Data  per  foot  of  culvert  section:    ness  may  be  found  from:  d7  =  M//apj 


tf*k>.o. 


Concrete,  0.2346  cu  yd;  steel,  H-'m 
bars,  0.318  lb  and  xA-in  bars,  5.95  lb. 
«tta  for  one  end:  Concrete,  1.72  cu  yd; 
citeel  bars,  one  H-bi  bar,  8  ft  long,  two 
>i-in  bars,  8  ft  long,  two  K-in  bars, 
H  ft  long;  weights,  H-in  bars,  6.8  lb 
jmiid  K-in  bars,  4.24  lb. 

pig.  46.    Two  by  Two  Foot  Rein- 
forced Concrete  Culvert 


or  d*  ■*  M/fc  kj.  Ordinary  values 
of  Jfc  -  3/8,  j  -  H  and  p  -  0.008 
to  0.015.  Working  values  of  /,  - 
12  000  to  15  000  and  of  /c  =  400 
to  650.  As  reinforcement  should  be 
bedded  2  in  in  concrete,  thickness 
-»  (d  +  2)  in.  Area  of  steel  reinforce- 
ment   per    foot  of    length  —  M/f~*  A 
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Massachusetts   standard    reinforced 
Figs.  46  and  47. 
Reinforced  concrete  culverts,  as  well 

one  place  may  cost  twice  or  three  timet 
cost  elsewhere,  but  a  fair  average  for  es 
crete  culverts  is  about  S14  per  cu  yd  of 


box  culverts  are  shown  n 

is  all  other  lands  vary  exosedinfctr 
ions  of  construction.  A  culvert  m 
what  its  exact  duplicate  may  ben 
imating  the  cost  of  reinforced  roe- 
coDcrete.     Inasmuch  as  reinforced 


Notes:  Reinforced  Concrete  8  by  S  ft  Calvert.  Data  per  foot  of  culvert  Melius- 
Concrete  0.T27  cu.  yd;  ■tael,  *j-in  ban,  21 .248  lb  ud  H4n  bmn,  3.824  lb. 

Data  [or  one  end :  Concrete,  8.02  cu  yd;  steel  ben,  rii  H-in  ban,  9  ft  long,  tw 
■i-in  ben,  8  ft  fi  in  long,  one  )rta  bar,  7  ft  long,  four  14-tn  ban,  11  [t  lane  four  l(- 
In  ben,  8  ft  I  in  Ions,  two  W-in  ban,  7  ft  long,  fourteen  ii-in  ban,  2  ft  lone:  niiiili 
H-in  bun.  103.668  lb  and  W-ln  ban,  16.041  lb.  All  riia.  caleulated  for  defenses 
square  ban  of  medium  steel. 

Fl(.  47.    Six  by  Six  Foot  Reinforced  Concrete  Culvert 

concrete  box  culverts  ore  now  built  with  a  clear  space  as  great  as  20  ft,  then 
is  tittle  advantage  in  using  arch  culverts,  as  they  require  more  heed  room. 
and  the  expense  of  forms  is  much  greater  than  for  concrete  box. 

Timber  Box  Culverts.  In  country  where  timber  is  very  plentiful  sad 
;t  is  difficult  to  bring  in  pipe  or  materials  for  concrete,  timber  box  culvera 
may  be  used.  They  should  be  built  large  enough  to  build  pipe  culvert  inaot 
before  the  expiration  of  the  life  of  the  timber.  Double  4  by  4  ft  box  ■> 
the  largest  capacity  that  it  is  economy  to  build.  Side  walls  should  be  bull 
of  12  by  12  in  timber,  laid  lengthwise  of  culvert,  and  drift  bolted  together 
The  cover  should  be  of  8  by  12  in  timber,  laid  with  8-in  vertical,  plseed 
across  the  culvert,  with  a  12  by  12  in  every  4  or  6  ft  let  in  so  that  tto 
lower  4  in  may  act  as  a  strut  between  the  side  wails.  The  bottom  should 
be  of  3  by  12  in  plank  laid  longitudinally  thru  the  culvert  on  2  by  12  ■ 
battens  placed  at  intervals  of  about  5  ft. 

RBTUHIHG  WALLS 
U.    Design  at  Retaining  Walls 

Efforts  to  obtain  formulas  for  the  design  of  retaining  walla  have  beet 
made  by  generations  of  engineers,  but  owing  1a  almost  innumerable  com- 
binations of  conditions  met  with,  it  is  practically  impossible  to  give  theorri- 
ical  formulas  for  their  design.     All  theories  are  based  on  the    assumption 
•urface  or  rupture  of  retained  earth  is  a  plane.      It  Is  a  well-knowl 
dinary  soils  may  be  dug  out  to  a  vertical  plane  and  will  stand  ii 
ion  for  a  short  time  due  to  cohesion  of  the  particle*  compose* 
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it.  First  failure  will  leave,  the  surface  concave  upwards.  Weather  will 
change  this  surface  near  the  top  to  convex  upwards.  The  surface  of  rupture, 
therefore,  is  not  a  plane.  Theories  are  also  based  on  the  assumption  that  the 
point  of  application  of  resultant  pressure  is  at  one-third  of  the  height  of 
the  wall  above  the  bottom.  In  wet  soils  the  point  of  application  will  be 
not  mueh  higher  than  this  owing  to  large  water  pressure;  but  with  drier 
soils,  the  point  will  be  higher,  dependent  upon  the  quality  of  retained 
material,  and  may  be  as  high  as  the  middle  of  the  wall.  Ordinarily  this 
point  is  about  0.4  of  the  height  above  the  bottom.  The  most  used  theory, 
Rankine's,  assumes  the  direction  of  pressure  as  parallel  to  the  surface  of 
retained  earth.  As  this  would  make  a  given  wall  more  stable  when  retaining 
earth  with  surcharge  than  with  earth  with  level  top,  it  is,  of  course,  unten- 
able. All  experiments  show  that  the  direction  of  pressure  is  not  horizontal. 
Experiments  have  proved  that  there  is  a  very  material  amount  of  friction 
between  the  earth  and  the  back  of  the  wall.  This  does  not  appear  in  any 
theoretical  formulas,  but  certainly  increases  the  stability  of  a  wall.  In  general, 
then,  the  cohesion  of  the  particles  making  up  the  retained  earth,  and  the 
adhesion  of  these  particles  to  the  back  of  the  wall  make  theoretical  formulas 
of  little  value  for  ordinary  retaining  walls  used  in  highway  work.  If  a 
wall  is  built  to  retain  a  highway  in  fill,  the  material  comprising  the  fill, 
and  the  method  of  placing  it  may  be  such  as  to  decrease  the  load  against 
the  wall.  Such  fills  should  be  made  in  layers,  sloping  away  from  the  wall 
thus  decreasing  both  earth  and  water  pressures.  Also  pressure  is  decreased 
by  providing  proper  drainage  for  water.  If  the  retained  roadway  is  higher 
than  the  top  of  the  wall,  the  extra  height  is  known  as  surcharge,  and  the 
wall  must  be  heavier  in  such  a  location.  Heavy  highway  traffic  should  be 
figured  as  so  much  surcharge,  and  consider  soil  to  weigh  100  lb  per  cu  ft. 
Retaining  walls  used  where  the  highway  is  in  cut  will  often  be  heavily  sur- 
charged, as  sloping  ground  may  rise  for  a  considerable  distance  above  the 
wall.     Such  cases  require  walls  of  maximum  thickness. 

Retaining  walls  may  fail  (1)  by  sliding  or  shearing  along  a  plane  that  is 
horizontal  or  nearly  so;  (2)  by  overturning  about  the  front  edge  of  the 
base;  or  (3)  by  crushing  at  the  front  edge  of  the  base  or  other  horizontal 
joint.  It  is  generally  conceded  that  a  well-built  stone  masonry  wall  that 
will  not  fail  by  overturning,  is  strong  enough  not  to  fail  by  sliding  either  on 
its  base  or  any  horizontal  joint.  As  most  retaining  walls  are  now  built 
of  concrete,  and  are  keyed  to  the  foundation,  the  resistance  to  sliding  is 
materially  increased  and  is  amply  sufficient  even  with  light  reinforced 
concrete  walls. 

In  order  not  to  overturn  or  crush,  the  thickness  of  the  wall  at  the  base 
should  be  about  35  to  40%  of  its  height,  and  the  slope  or  step  back  of  the 
wall  to  a  thickness  of  2  ft  at  the  top  of  the  main  wall.  For  ordinary 
surcharge  make  the  thickness  at  base  50%  of  height.  The  coping  at  the 
top  should  not  be  considered  as  part  of  the  retaining  wall.  The\face  of 
wall  may  be  vertical,  altho  a  batter  of  %  or  1  in  to  the  ft  gives  a  better 
appearance.  Walls  built  of  first-class  material  and  of  above  thickness 
should  not  crush.  Most  failures  of  retaining  walls  are  due  to  poor  founda- 
tions and  not  to  failure  of  the  wall  itself.  As  most  soils  are  at  least  slightly 
compressible,  unless  sufficient  spread  is  given  to  footing  courses,  the  extra 
pressure  at  the  front  edge  of  the  base  may  cause  undue  settlement  and  a 
tilting  of  the  wall.  If  great  enough,  this  unequal  settlement  may  cause 
actual  failure  in  a  wall  which  otherwise  would  be  perfectly  safe.  Therefore 
if  the  soil  is  at  all  questionable,  pile  foundations  should  be  used.     Under 


1456  Highway  Bridges,  Culverts,  Retaining  Walk  Sect.  26 

the  above  conditions  small  walls  are  built  to  lean  slightly  toward  the  earth, 
thus  throwing  the  center  of  pressure  on  the  base  back  of  the  center. 

The  most  common  section  for  a  retaining  wall  is  as  given  above,  namely, 
nearly  vertical  face  and  sloping  or  stepped  back.  Also,  as  noted  above, 
considerable  saving  in  material  may  be  made  by  sloping  both  face  and  back 
of  wall  back  towards  the  retained  earth.  In  this  latter  section,  care  should 
be  used  to  keep  the  vertical  thru  the  center  of  gravity  within  the  base. 
This  section  is  not  advised  for  high  walls  because  of  the  heavy  action  of  frost 
Stability  of  these  sections  is  dependent  entirely  upon  the  weight  of  the 
masonry.  With  reinforced  concrete,  the  weight  of  part  of  the  retained 
earth  makes  up  for  decrease  in  masonry. 

Good  drainage  is  very  important.  Wet  soil  is  much  heavier  than  dry. 
Wet  clay  has  but  little  cohesion  and  the  wall  has  to  resist  the  thrust  of  a 
much  greater  mass  of  earth.  The  force  of  water  freesing  back  of  the  vaU 
is  liable  to  cause  serious  trouble.  To  drain  off  the  water,  build  a  3-in  pipt 
thru  the  wall  near  the  bottom  at  intervals  of  from  10  to  20  ft.  If  the  earth 
back  of  the  wall  is  sand  or  gravel,  water  will  reach  these  outlets  easily, 
otherwise  a  vertical  layer  15  to  20  in  thick  composed  of  broken  stone  « 
clean  gravel  should  be  placed  back  of  the  wall. 

16.    Reinforced  Concrete  Walls 

Nearly  all  such  walls  for  highway  work  are  of  the  cantilever  ttpb,  havin* 
a  base  of  concrete  somewhat  wider  than  half  the  height  of  the  wall  and  from 
1  to  2  ft  thick.  From  near  the  middle  of  this  base  rises  the  wall,  leaving 
nearly  half  of  the  base  covered  with  the  retained  earth,  the  weight  of  which 
helps  to  resist  overturning.  For  high. walls,  over  20  or  25  ft,  or  where  foun- 
dation and  wall  must  not  cross  the  property  line,  a  counterfortibd  wall  may 
be  used.  This  differs  from  the  cantilever  in  that  the  wall  rises  from  one  edfe 
of  the  base,  the  remainder  being  loaded  with  retained  earth.  Also,  counts- 
forts,  vertical  walls  at  right  angles  to  face  of  wall,  are  placed  about  every 
8  ft  which  are  of  the  same  thickness  as  the  main  wall  at  the  base  but  taper 
to  nothing  at  the  top. 

To  Design  Reinforced  Concrete  Retaining  Walls,  first  assume  the  section 
for  a  plain  concrete  retaining  wall  according  to  the  rules  given  above. 
Assume  that  this  plain  concrete  wall  is  a  dam,  retaining  a  fluid  of  see* 
weight  as  to  cause  the  resultant  pressure  to  pass  thru  the  front  end  of  the 
middle  third  of  the  base.  Taking  1  ft  of  length  of  this  plain  concrete  wafl. 
the  moment  of  its  weight  is  its  weight  times  the  distance  from  the  frost 
end  of  the  middle  third  of  the  base,  taken  as  the  center  of  momenta,  to  the 
point  where  the  vertical  thru  the  center  of  gravity  cuts  the  base.  This  resist- 
ing moment  =»  1/6  u>  hs,  where  h  is  height  of  wall  and  w  is  weight  of  fluid  at 
above  stated.  Solve  this  for  to.  Now  assume  that  the  reinforced  concrete 
wall,  together  with  the  retained  earth  vertically  above  the  back  end  of  the 
concrete  base,  is  a  dam,  retaining  fluid  having  a  weight  of  u>  lb  per  cu  ft 
Design  for  1  ft  of  length  of  wall.  Assume  weight  of  concrete  as  150  lb 
per  cu  ft  and  the  weight  of  earth  above  back  part  of  base  as  100  lb  per  cu  ft 
Find  center  of  gravity  of  these  and  draw  a  vertical  line  thru  the  center  ef 
gravity.  Thru  a  point  1/3  h  above  the  base  draw  a  horizontal  line.  Ftcsj 
♦ion  of  these  lines  lay  off  to  some  scale  on  the  vertical  line  the  weight 
*»  and  earth  as  given  above,  and  on  the  horisontai  line  the  valet 
If  the  resultant  of  these  forces  cuts  the  bottom  of  the  ba# 
niddle  third  the  wall  will  be  safe  from  overturning  or  crushiaf- 
ed  concrete  walls  are  thin,  the  matter  of  horisontai  shear  » 
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mportant,  The  foroe  tending  to  shear  fa  M  w  h*  for  each  foot  of  length. 
Usuming  concrete  to  have  a  safe  resistance  to  shearing  of  25  lb  per  sq  in, 
he  least  thickness  at  the  bottom  of  a  vertical  wall  to  safely  resist  shear 
b  w  Af/600  in  per  ft  of  wall.  Even  reinforced  concrete  walls  are  usually 
kuch  thicker  than  this. 

16.    Construction  of  Retaining  Walls 

Stone  Masonry  retaining  walls  should  be  built  of  stones  free  from  im- 
•rfections  and  durable  in  courses  not  less  than  12  in  thick.  To  secure 
iroper  transverse  bond,  every  fourth  stone  should  be  a  header  and  at  least 
a  wide  as  thick.  The  headers  should  extend  entirely  thru  the  wall  unless 
t  is  more  than  4  ft  thick.  The  stretchers  should  be  at  least  1)4  times  as 
ride  as  thick,  and  at  least  4  ft  long.  The  beds  and  vertical  joints  should  be 
bout  H  in  thick,  dressed  and  squared  at  least  10  in  back  from  the  face  of 
rail,  care  being  taken  that  a  vertical  joint  in  one  course  does  not  come  within 

in  of  the  vertical  joint  in  the  course  next  below  and  spalls  should  be  used 
rhere  needed.  Backing  of  wall  should  consist  of  large  stones,  weU  bedded 
n  horizontal  beds  without  spalls.  The  wall  should  be  completely  covered 
y  a  coping  composed  of  large  stones  not  less  than  8  in  thick,  unless  the 
rail  is  over  4  ft  thick.  This  coping  must  not  overlap  the  plane  of  the  back 
f  the  wall,  as  frost  will  lift  it. 

Plain  Concrete.  Moorefield  (55)  gives  the  following  data  for  plain 
oncrete  retaining  walls,  see  Fig.  48:  W  ■■  H/12,  never  less  than  10  in; 
«*  4/10U,  never  less  than  10  in;  for  H  <  6  ft,  B  need  never 
e  greater  than  4/10  H+  1;  for  H  >  6  ft,  B  -  4/10  H  + 
.75  rock  foundation,  B  «  4/10  H  +  1  good  gravel  foundation, 
\  -  4/10  H+  1.25  medium  gravel  foundation,  B  «  4/10  H+ 
.5  good  clay  foundation,  f?«  4/10  H+1.75  medium  clay 
iiindation. 

Forms    for  plain  concrete  walls  should  be  made  of  green 
imber  which  will  not  swell  from  contact  with  wet  concrete. 
be  boards  should  be  1  in  thick,  tongued  and  grooved.     For 
le  back  of  the  wall,  it  is  not  necessary  to  plane  either  side    _ 
at  the  face  of  the  boards  against  face  of  wall  must  be  planed,    ?  "^ "c"i*" 

id  better  results  are  obtained  if  the  faces  in  contact  with  the  2 
mcrete  are  also  planed  as  the  forms  will  come  off  cleaner.  Fig.  48 
he  lumber  must  be  free  from  all  loose  knots,  the  best  being 
led  for  the  face  of  the  wall.  Straight  parallel  edges  are  necessary  to  make 
ght  joints.  Studding,  2  in  by  4  in  for  low  walls  and  2  in  by  6  in  for  higher 
alls,  should  be  spaced  2  ft  center  to  center.©  Forms  for  the  backs  of  walls  are 
•dinarily  braced  from  the  ground,  for  even  small  failure  in  braces  will  have 
id  results,  if  only  on  the  appearance  ©f  the  walls.  Forms  for  faces  of  walls 
Lould  be  braced  as  follows:  Fasten  small  2-in  wooden  blocks  inside  each 
rm,  one  opposite  the  other,  having  %-in  holes  thru  forms  and  blocks;  from 
ock  to  block  have  piece  of  J^-in  pipe  to  separate  forms;  thru  the  holes  in 
ie  forms  and  thru  the  pipe  pass  %-in  iron  rods,  threaded  at  each  end,  and 
tig  enough  to  pass  thru  the  entire  form  and  have  nuts  screwed  up  outside 

forms  at  both  ends.  When  forms  are  removed,  remove  rods  and  fill  up 
»les  in  wall  formed  by  the  2-in  wooden  blocks  with  rich  mortar.  Before 
acing  forms  in  position,  coat  their  faces  with  soft  soap  to  permit  of  forms 
ing  removed  earlier,  thus  allowing  the  concrete  to  set  more  rapidly. 
xib  also  permits  surfacing  face  of  wall  while  concrete  is  still  green. 
E»avy  oil  or  other  grease  may  be  used  in  place  of  soft  soap;  but  latter 
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not  injurious  to  osment  and  is  easily  soluble  in  water  when  form  is  cieutc 
Before  placing  concrete  in  forms,  clear  out  all  sawdust,  pieces  of  wood.  <f 
Use  1:3:6  concrete  for  base  of  wall,  1:2>£:5  concrete  for  main  wall  n 
1:2:4  ooncrete  for  coping.  The  Portland  cement  must  meet  the  ordmar 
commercial  tests,  the  sand  must  be  coarse  and  clean,  and  the  gntda 
broken  stone  clean,  that  is  free  from  dust  and  organic  matter.  The  pis* 
nuUdng;  up  the  gravel  or  broken  stone  should  be  of  hard  and  durable  mslend 
and  of  spherical  or  cubical  shape,  not  long  and  thin,  the  stone  for  plain  count 
being  not  greater  than  3  in  in  any  dimension.  In  large  manes  of  connee 
however,  large  atones,  called  plumb,  may  be  inserted  to  decrease  the  asum 
of  concrete  necessary.  Such  stones  should  be  rammed  into  the  eunmt 
in  order  to  bring  them  into  intimate  contact  with  the  concrete  on  all  a* 
and  must  not  be  within  2  in  of  any  form  or  of  each  other.  Thwr  lot* 
volume  should  not  exceed  30%  of  the  volume  of  the  wall.  Mix  cement  ■ 
sand  dry  until  color  is  uniform,  then  add  stone  and  water  and  ma  mt 
each  atone  is  thoroly  coated  with  mortar. 

Contraction.  Concrete  contracts  when  setting  due  largely  to  drjk 
out  of  water.  To  prevent  a  wall  from  cracking  in  an  unsightly  nuaHt 
provide  vertical  contraction  joints  every  26  to  40  ft  by  building  wall  »  hi 
height  in  sections  of  this  length  and  fastening  on  the  inside  of  the  end  of  a> 
form  a  2  by  4  in  vertical  scantling  so  that,  when  form  is  removed.  then  J 
be  a  vertical  groove  in  end  of  section.  In  casting  the  next  section,  this  grew 
will  be  filled  with  a  concrete  tongue.  The  bond  between  the  new  coos* 
and  the  old  will  be  so  poor  that  contraction  will  break  it,  but  the  tongue  «■ 
groove  will  maintain  the  strength  of  the  wall.  Unless  concrete  is  put  in  pot 
rather  dry  and  in  cold  weather,  there  is  little  probability  of  its  ever  hsrik 
a  tendency  to  increase  in  volume.  Such  an  expansion  would  call  into  pkj 
tbe  compressive  strength  of  the  concrete,  which  in  practically  all  em 
would  be  sufficient  to  withstand  the  stresses  without  danger  of  burkhw 

Reinforced  Concrete  Walls.  Mooreneld  (55)  gives  the  following  <h* 
for  reinforced  concrete  retaining  Walls. 


read  one-third  of  ban  end  at 
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concrete.  All  reinforced  concrete  should  be  a  1:2:4  mixture,  the  stone 
ised  being  not  greater  than  1  in  in  any  dimension.  Reinforcement  should 
)e  firmly  held  in  place  by  fine  strong  wire  connecting  various  rods  to  each 
tther  and  to  the  forms.  At  joints  of  longitudinal  reinforcement,  lap  rods 
it  least  25  times  the  least  dimension  of  the  rod  and  bind  thoroly  with  strong 
luctile  wire.  In  placing  concrete  use  great  care  not  to  displace  the  rein- 
brcement,  and  to  have  the  concrete  come  into  intimate  contact  with  the 
einforoement  on  all  sides. 

FOUNDATIONS 


17. 


Power  of  Soils 


Wherever  the  abutments  or  piers  of  a  bridge  are  to  be  placed,  and  in  a 
esser  degree,  wherever  a  retaining  wall  is  to  be  placed,  the  soil  should  be 
horoly  examined  as  to  its  ability  to  sustain  the  load.  The  soil  at  the  site 
>f  a  retaining  wall  may  be  examined  by  driving  sections  of  gas-pipe  by  hand 
rom  a  scaffold.  Great  changes  of  conditions  of  the  soil  are  obtainable 
a  this  manner.  For  bridge  foundations,  it  is  better  to  obtain  samples  of 
he  soil  at  various  depths  by  means  of  a  post-hole  auger.  But  these  sani- 
ties are  not  entirely  satisfactory  as  they  do  not  give  the  condition  of  com- 
pression of  the  soil  in  place.  For  important  bridges,  probably  the  best 
ray  to  determine  the  bearing  power  of  the  soil  is  to  excavate  a  well  to  a 
onsiderable  depth,  if  possible  to  the  bottom  of  the  estimated  footings,  and 
>ad  a  vertical  timber  12  in  square. 

Bed  Rock  will  undoubtedly  carry  any  load  which  may  be  placed  upon  it 
inder  these  conditions.  But  if  the  surface  of  the  rock  slopes  to  any  con- 
iderable  degree,  great  care  must  be  used  to  bond  the  masonry  to  it  in  such 
■  way  that  it  cannot  possibly  slide.  The  lowest  portions  of  concrete  should 
e  rich  in  cement. 

GraveL    Thick  beds  of  clean,  dry  gravel  will  safely  carry  loads  of  from 

to  10  tons  per  sq  ft. 

Sand  and  Clay  may  give  good  bearing  power  if  perfectly  dry,  or  nearly 
!>*in  the  case  of  sand.  But  under  ordinary  conditions,  it  is  difficult  to  pre- 
ent  the  entrance  of  water  into  such  soils,  and  then  the  bearing  power 
ocreaseB  very  materially.  If  clay  is  on  top  of  rock,  a  little  moisture  makes 
,  impossible  for  foundation  work,  whereas  the  mixture  of  a  small  amount 
f  clay  in  good  sand  or  gravel  will  increase  its  bearing  power. 

Table  II. — Safe  Bearing  Power  of  Soils  by  Baker  (2) 


Kind  of  Material 


ock,  the  hardest  in  thick  layers  in  native  bed 

ock*  equal  to  best  ashlar  masonry 

ock,  equal  to  best  brick  masonry 

ock,  equal  to  poor  brick  masonry 

lay  In  thick  beds  always  dry 

My  in  thick  beds  moderately  dry 

My  sot 

ravel  and  coarse  sand  well  cemented 

jid,  dry,  compact  and  well  cemented 

Xk&,  dean,  dry 

lick— .nd,  alluvial  soils,  etc 


Safe  Bearing  Powkb  in 
Tons  per  Square  Foot 


Minimum 

Maximum 

200 

•  • 

25 

80 

15 

20 

5 

10 

6 

8 

4 

6 

1 

2 

8 

10 

4 

6 

2 

4 

0.5 

1 
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18.    Foundation  Footings 

The  load  to  be  carried  by  the  foundation  may  be  obtained  by  finding  ti» 
weight  of  the  entire  structure  to  be  supported  and  adding  to  that  the  extn 
pressure  due  to  retained  earth  in  retaining  walls  and  bridge  abutments; 
and  the  live  loads  and  impact  due  to  heavy  traffic  over  bridge  abutments 
and  piers.  This  latter  effect  is  very  small  and  often  negligible.  Harms 
found  the  load  to  be  supported,  the  area  of  support  is  found  by  dividing 
this  load  by  the  safe  bearing  power  of  the  soil.  In  order  to  obtain  am 
enough  at  the  bottom  of  the  masonry  to  decrease  the  load  on  the  soil  to  a 
safe  value,  and  also  to  make  the  resultant  pressure  on  the  soil  pass  as  nearij 
as  possible  thru  the  middle  of  the  base,  it  is  necessary  to  spread  the  footings- 
The  amount  of  this  spread  is  dependent  upon  the  ability  of  the  masonr? 
to  withstand  the  upward  pressure  of  the  soil.  Having  found  the  width  of 
masonry  in  contact  with  the  soil  necessary  to  make  the  pressure  fairly uniforn 
thruout  that  width,  and  also  to  make  the  maximum  unit  pressure  a  safe  one. 
the  next  step  is  to  determine  the  decrease  in  width  possible  for  the  coin* 
of  masonry  on  top  of  the  bottom  course,  and  so  on  up  until  the  main  part 
of  the  abutment  or  pier  is  reached.  This  offset  as  used  for  masonry  footing 
courses  is  given  in  the  following  Table  III  by  Baker  (2),  which  gives  t 
factor  of  safety  of  10. 

Table  HI. — Safe  Offset  for  Masonry  Footing  Courses 


Kind  of  Masonry 

Offset  in  Terms  of  the  Thktaa* 
of  the  Course  for  a  Pressure  is 
Tons  per  Square  Foot  on 
the  Bottom  of  the 
Course  of 

0.5 

1.0 

2.0 

North  River  blueetone 

5.2 
3.1 
2.7 
2.7 

1.9 

4.9 
1.2 

• 

8.7 
2.2 
1.9 
1.9 

1.4 

3.1 
0.9 

* 

2.6 

Granite 

1.5 

1.4 

1.4 

Under  burned   building  brick  in  1  :  8  Portland, 
cement  mortar  at  76  days. 

0.9 

Vitrified  building  brick  in  1  :  8  Portland  cement 

2.2 

1:2:4  Portland  cement  concrete  at  1  month. . . . 

06 

Soils.     Nearly  all  natural  soils  are  compressible.     Some  not  material 
so,  others  considerably  so;   usually  due  to  the  presence  of  a  comparatively 
small  amount  of  water.     In  some  cases  greater  bearing  power  may  be  ob- 
tained by  simply  going  deeper.     The  weight  of  the  soil  causes  it  to  be  mot 
compact  at  a  greater  depth.     Another  simple  and  very  effective  way  d 
increasing  the  bearing  power  is  by  efficient  drainage.     Drain  tile,  placed 
a  little  lower  than  the  bottom  of  a  footing  course,  will  materially  increase  ti» 
bearing  power.     But  such  drainage  must  have  a  proper  outlet.    If  spring 
are  encountered  in  making  excavation,  they  should  be  led  away  by  prop* 
^"inage.     Efforts  to  plug  them  are  liable  to  cause  serious  damage  as  the} 
'■en  backed  by  a  high  head  of  water.     Where  soil  contains  conadenib 
"e,  clean  sand  or  gravel  may  be  spread  over  the  bottom  of  the  «• 
n  in  layers  of  from  6  to  12  in  and  rammed  into  the  soil.     Small  «** 
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ilea  may  be  driven  into  the  soil.  These  are  about  6  ft  long  and  6  to  8  in 
1  diameter.  Such  piles  are  in  no  sense  bearing  piles,  but  merely  compact 
he  soil  and  act  with  it  in  forming  a  bed  for  the  foundation.  Additional 
earing  power  may  be  obtained  by  withdrawing  these  wooden  piles  and 
Ming  the  holes  with  dry  sand,  ramming  the  sand  into  place.  This  ramming 
icreases  the  size  of  holes  and  further  compacts  the  soil. 

19.    Pile  Foundations 

Where  the  soil  is  very  wet  and  cannot  be  compressed  so  as  to  give  sufficient 
earing  power,  piles  are  commonly  used.  The  most  common  piles  are  of 
rood.  These  should  be  fairly  straight  thruout  their  length  and  be 
ot  less  than  7-in  diameter  at  the  tip.  In  hard  driving,  hard  woods  are 
est.  In  easy  driving,  soft  woods  are  nearly  as  good.  Woods  that  split 
sadily  do  not  make  good  piles  for  drop-hammer  driving.  There  are  two 
ifferent  kinds  of  pile-drivers.  The  drop-hammer  driver  has  an  iron  ham- 
per weighing  from  1500  to  2000  lb  falling  freely  between  two  vertical  tim- 
er leaders  40  or  45  ft  high.  The  hammer  is  raised  by  a  rope  which  passes 
ver  a  block  at  the  top  of  a  leader  and  winds  up  on  a  drum  at  the  ground 
rvel.  This  driver  gives  heavy  blows  at  comparatively  long  intervals. 
'he  steam  hammer  has  a  hammer  weighing  2500  to  3000  lb  driven  thru  a 
tiort  blow  by  steam  piston.  The  entire  weight  of  the  frame  holding  the 
beam  cylinder  and  hammer  rests  on  top  of  the  pile  and  is  guided  by  a  leader 
B  in  a  drop-hammer  driver.  The  steam  hammer  gives  very  rapid  blows, 
ot  allowing  the  earth  to  come  to  rest  about  the  pile.  It  is  a  well  authen- 
icated  fact  that  in  most  soils,  the  pile  has  greater  bearing  power  some  time 
fter  being  driven  than  it  has  immediately  after  the  last  blow  of  hammer, 
'he  steam  hammer  takes  advantage  of  the  reverse  of  this  condition. 

In  soils  composed  of  silt,  clay,  fine  sand  or  other  fine  materials,  the  sink- 
ig  or  driving  of  piles  may  be  greatly  assisted  by  use  of  a  jet  of  water 
pplied  at  the  tip  of  pile.     This  is  carried  by  a  hose  or  pipe  down  the  side  of 

pile  to  the  tip.  It  makes  no  apparent  difference  if  the  discharge  is  not 
nder  the  center  of  the  tip.  The  actiqn  is  not  to  force  the  material  out  of 
lace,  but  to  flood  the  soil  under  pile  so  that  the  weight  of  the  pile  with 
tie  hammer  on  top  will  cause  the  pile  to  sink  into  it.  Therefore,  a  large 
mount  of  water  is  required  rather  than  high  nozzle  velocity. 

In  some  cases,  the  upper  portion  of  the  soil  may  have  no  supporting 
ower  whatever,  so  that  even  if  a  pile  penetrates  hard  pan,  the  upper  part 
f  the  pile  will  act  as  a  column  fixed  at  the  bottom.  But  in  all  ordinary 
ases,  its  resistance  to  buckling  is  greater  than  its  bearing  power  under 
iich  conditions.  Bearing  power  is  dependent  upon  the  bearing  power 
f  soil  under  the  tip,  usually  small,  plus  friction  between  the  sides  of  pile 
nd  the  surrounding  soil.  Most  commonly  used  formulas  for  bearing 
ower  are  Engineering  News  Formulas,  devised  by  Wellington:  For  drop- 
ammer  driver,  safe  load  in  pounds  2  wh/(s  +1).  For  steam  hammer 
river,  safe  load  in  pounds  2  wk/(a  +0.1).  In  both  formulas,  w  represents 
reight  of  hammer  in  pounds,  h  the  fall  of  hammer  in  feet  for  last  blow, 
nd  8  the  penetration  of  pile  in  inches  under  that  blow.  This  last  blow 
hould  be  struck  on  solid  wood  and  not  on  a  broomed-out  end.  For  large 
tructures,  or  where  the  soil  is  very  irregular,  piles  may  be  loaded  to  deter- 
mine the  bearing  power.  This  is  the  only  practical  way  to  find  the  bearing 
ower  of  concrete  piles.  Knowing  the  load  to  be  carried,  and  the  safe  bear- 
tig  power  of  pile,  the  number  of  piles  may  be  determined  by  simple  divi*' 
t  is  common  to  space  piles  on  3-ft  centers  in  staggered  rows. 
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Concrete  Piles.  Except  for  temporary  structures,  wood  piles  ahoaii 
not  be  used  except  where  they  will  always  be  wet,  unless  they  are  thonfr 
creosoted.  Recent  years  has  seen  the  introduction  to  a  large  extent  of  «t- 
crete  piles.  These  not  only  withstand  ordinary  decay,  but  are  also  unaffeeod 
by  the  various  wood  destroying  animals  in  southern  waters.  The  Raymcsd 
concrete  pile  is  made  by  driving  into  place  a  tapering  shell  of  sheet  inn 
covering  a  collapsible  core.  These  may  be  had  of  almost  any  ordiacy 
sixe.  After  driving,  the  core  is  collapsed  and  withdrawn.  The  she!  is 
filled  with  concrete.  The  Standard  Simplex  pile  is  made  by  first  drhig 
a  cast  iron  cylinder,  to  the  bottom  end  of  which  is  loosely  fastened  a  bhat 
pointed  cast  iron  cone.  After  driving,  concrete  is  placed  to  a  depti  d 
2  or  3  ft  and  the  cylinder  is  raised  leaving  the  point  in  place.  The  conmte 
is  in  contact  with  soil,  and  by  tamping,  further  compression  of  the  soil  is 
obtained.  This  process  is  repeated  until  the  top  of  the  pile  is  reacted. 
Both  Raymond  and  Simplex  piles  may  be  reinforced.  The  use  of  iron  ssd 
steel  piles  has  been  almost  entirely  discontinued  by  the  introduction  U, 
concrete  piles. 

Sheet  Piling  is  used  for  coffer-dams  where  it  is  necessary  to  wofc 
several  feet  below  the  normal  water  level.  Wood  sheet  piling  is  made  If 
driving  2  by  6  to  10  in  planks  edge  to  edge.  These  should  be  caxefaBr 
guided  in  order  to  keep  the  joints  tight.  Waling-pieces  are  used  to  bafc 
guide  the  piling.  Also  the  tip  to  one  edge  of  plank  is  sharpened.  T» 
or  three  thicknesses  of  planks  will  give  the  best  results,  each  thicknas 
breaking  joints  with  those  already  driven. 

Steel  Sheet  Piling  will  withstand  much  greater  pressures.  They  » 
driven  in  just  the  same  way  as  the  plank,  except  that  they  interlock  on  the* 
edges,  and  thus  assure  practically  tight  joints.  Joints  may  be  made  tigk 
by  driving  wooden  strips  into  the  interlock.  These  swell  and  tighten  ta» 
joints.  While  steel  piling  has  a  higher  initial  cost,  it  may  easily  be  wafc- 
drawn  and  used  again,  whereas  the  plank  is  largely  destroyed. 

If  bed  rock  can  be  reached  without  serious  difficulties,  footing  conn* 
for  bridge  abutments  and  piers  should  be  placed  on  such  rock.  This  doe 
away  for  all  time  with  any  trouble  from  scour  during  spring  floods.  Ena 
with  sand  and  gravel,  the  footings  should  be  carried  well  down  below  the  tap- 
surface  unless  piles  are  used.  And  in  all  cases,  other  than  rock  bed,  top 
stone  or  rip-rap  should  be  piled  around  the  bottom  of  the  abutment  or  par 
in  sufficient  quantity  to  avoid  all  danger  due  to  scour. 

See  (2),  (0)  and  (12b). 

20.    Coffer-Dams 

The  most  common  method  of  placing  footings  and  foundations  uodr 

water  is  to  build  some  form  of  coffer-dam  around  the  site  and  pump  «* 

the  water.     If  the  water  is  not  over  3  or  4  ft  deep,  and  there  is  pnctkstr 

no  current,  the  coffer-dam  may  be  built  of  material  excavated  from  the  a* 

of  foundation.     If  there  is  a  current,  washing  away  of  such  a  wall  may  te 

prevented  by  surrounding  it  with  bags  filled  with  gravel  or  with  gravel  aw 

clay.     If  the  current  is  very  considerable,  build  the  entire  wall  of  bas 

filled  with  gravel  and  clay.     For  depths  up  to  6  or  8  ft,  plank  sheet  pflef 

may  be  used  without  a  puddle.    A  puddle-wall  coffer-dam  is  built  kf 

driving  two  rows  of  sheet  piling  all  around  the  site  of  foundation.    Tte 

i:~t-anc€>  between  the  two  rows  should  not  be  less  than'H  the  depth  b*^ 

water  level.     This  space  is  always  filled  with  gravel,  gravel  and  eh& 

avel  and  loam.    Gravel  should  always  be  present,  as  leaks  thru  tsi 
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puddle  will  often  stop  themselves  by  gravel  filling  the  leak.  Clay  or  loam 
drill  arch  over  such  a  leak  and  not  fill  it.  For  depths  up  to  about  10  ft, 
the  rows  of  sheet  piling  may  be  braced  by  8  by  8  in  timbers  forming  a  hori- 
lontal  frame  all  about  the  inside  of  the  piling.  These  timbers  are  called 
pales.  For  greater  depths,  it  may  be  necessary  to  drive  ordinary  wood  piles 
from  6  to  10  ft  apart  and  brace  the  sheet  piling  to  these.    See  (9)  and  (12b). 

21.    Pomps 

The  use  of  coffer-dams  involves  the  use  of  some  kind  of  pump  to  keep 
the  site  of  the  foundation  free  from  water.  If  the  water  is  shallow  and  the 
lam  is  tight,  the  water  may  be  removed  by  an  ordinary  plunger  pump 
worked  by  hand.  Such  a  pump  is,  however,  seldom  sufficient.  The 
iiaphragm  pump  consists  of  a  short  cast  iron  cylinder  with  a  flexible  rubber 
iiaphragm  horizontally  across  at  the  mid-height  of  the  cylinder.  The  pump 
Handle,  fastened  to  the  middle  of  the  diaphragm,  gives  the  piston  action  by 
(he  rise  and  fall  of  the  diaphragm,  in  center  of  which  is  the  valve.  It  is 
operated  by  hand  or  by  gasoline  engine  and  has  a  capacity  of  25  to  100 
|al  per  min. 

Steam  Siphon  Pump*  operate  by  the  creation  of  a  partial  vacuum  in 
the  intake  pipe  by  the  injection  of  steam  within  or  near  the  entrance  to 
the  discharge  pipe.  Of  the  several  siphon  pumps  on  the  market,  the  most 
common  is  the  pulsometer.  If  water  in  large  quantities  must  be  handled, 
the  centrifugal  pump  should  be  used.  This  is  a  siphon  pump  where  the 
racuum  is  created  by  a  fan  revolving  in  a  cylindrical  case.  The  intake  is 
it  the  center  of  the  cylinder  and  the  discharge  is  at  the  circumference, 
rhe  amount  of  water  handled  is  dependent  upon  the  speed  of  the  fan  which 
nay  be  run  at  from  400  to  700  rev  per  min.  The  most  common  sixes  have 
iischarge  pipes  of  6,  8  and  10  in  and  the  largest  at  high  speed  having  a 
capacity  of  14  000  gal  per  min.  See  (9)  and  (12b).  Another  important  ad- 
vantage of  a  centrifugal  pump  is  that  the  only  valve  is  the  flap  valve  at  the 
foot  of  the  intake.  When  in  use,  this  is  constantly  open  and  permits  the 
free  passage  thruout  the  pump  of  stones  of  considerable  sise. 

GUARD  RAILS 

22.    Wooden  Guard  Rails 

Along  both  sides  of  fills  of  any  considerable  depth,  there  should  be  built 
guard  rails  or  fences.  Wooden  fences  are  built  of  cedar,  white  oak  or  chest- 
nut posts  6  in  in  diameter.  These  are  6  ft  6  in,  Massachusetts  standard, 
yr  7  ft,  Connecticut  standard,  in  length,  placed  3  ft  6  in  above  the  ground. 
rhe  top  of  the  post  is  fish-tailed  in  the  line  of  the  fence  and  the  top  rail  is 
made  of  4  by  4  in  timber  set  into  fish-tail  so  that  the  diagonals  of  cross- 
lection  of  timber  are  horizontal  and  vertical.  Or  the  top  of  post  may  be 
doped  about  30°,  and  2  by  6-in  planks  spiked  across  the  tops.  Posts  are 
let  8  ft  apart,  and  rails  should  be  16  ft  in  length.  Another  rail  of  2  by  6-in 
plank  should  be  fastened  to  highway  side  of  the  posts  so  that  the  top  edge 
>f  this  rail  is  about  1  ft  6  in  below  the  top  of  the  post.  All  joints  in  the  top 
rail  should  be  covered  with  a  sheet  of  sine  thoroly  nailed  down  to  prevent 
(rater  from  getting  into  the  joint.  The  entire  fence  should  be  painted  with 
two  coats  of  white  lead  and  oil,  making  them  visible  at  night.  Such 
guard  rails  cost  from  25  to  40  cents  per  lin  ft. 
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28.    Iron  Pipe  Railing 

Across  culverts  or  where  the  rood  is  retained  by  masonry  walls,  pin* 
fences  may  be  used.  The  Massachusetts  standard  iron  pipe  fence  reqisns 
the  posts  to  be  of  2-in  pipe  and  rails  to  be  of  1^6-in  pipe.  There  are  3  nib 
spaced  13  in  center  to  center,  the  center  of  bottom  rail  being  16  in  stow 
the  ground.  The  Connecticut  standard  requires  posts  to  be  of  3-in  pipe 
and  rails  to  be  of  2-in  pipe.  Two  rails  15  in  center  to  center,  the  eat* 
of  bottom  rail  being  15  in  above  ground.  Posts  are  set  not  more  than* 
ft  center  to  center  and  are  sunk  10  to  12  in  into  the  masonry  thru  cast  irai 
flanges,  which  are  6  in  in  diameter  for  2-in  pipe  and  7  in  in  diameter  far 
3-in  pipe.  The  flanges  are  bolted  to  the  concrete  by  four  &$-in  or  &-* 
bolts.     The  fences  should  be  painted  with  two  coats  of  white  lead  paint 

24.    Cement-Concrete  Guard  Rails 

• 

Concrete.  Wherever  there  is  slightest  danger  from  brush  fires,  or  what 
timber  is  more  expensive  than  concrete  materials,  concrete  and  wire  fecca 
or  concrete  fences  may  be  built.  Concrete  posts  should  be  about  7  f t  loaf 
with  3  ft  6  in  in  the  ground.  They  are  5  in  square  at  top  end  and  6  ■ 
square  at  bottom  end.  For  wire  fences,  place  H-in  round  rods,  greavi. 
in  the  forms  in  which  the  posts  are  cast,  in  such  a  way  that  the  rods  may  be 
withdrawn  leaving  holes  for  the  wire  strands  to  pass  thru.  Or  take  plees 
of  No.  12  copper  wire,  bend  in  the  middle  and  insert  them  in  the  post  form 
so  that  about  2  in  of  the  free  ends  will  be  outside  the  face  of  the  posts  t» 
fasten  the  wire  fencing  to  the  posts.  Cost  will  vary  from  10  to  25  cent* 
per  lin  ft. 

Concrete  guard  rails  may  be  built  of  concrete  rails  set  on  top  of  concrete 
posts.  The  rails  are  built  with  a  rectangular  trough  section  fitted  witk 
cross  diaphragms  connecting  the  side  and  top.  The  rails  are  generally 
reinforced  and  are  set  about  3  ft  2  in  above  the  ground.  The  cost  of  con- 
crete guard  rails  is  estimated  to  be  about  50  cents  per  lin  ft. 

Concrete  Parapet  Walls  in  place  of  pipe  rail  fences  may  be  boil 
2  ft  6  in  high  and  8  in  thick  with  panels  1  ft  2  in  high  and  not  over  7  ft  4  a 
in  length  for  8  ft  center  to  center  of  panels,  sunk  1  in  deep  into  each  side  of 
the  wall,  making  the  wall  6  in  thick  at  panels,  and  leaving  8  in  of  thickwa 
around  the  panels.  This  wall  should  be  reinforced  by  3-in  10-gauge  expanded 
metal  weighing  0.9  lb  per  sq  ft,  placed  in  the  middle  of  the  thickness  of 
the  wall  running  its  entire  length,  and  extending  from  the  bottom  of  the 
wall  to  within  3  in  of  the  top.  Also  in  the  middle  of  the  thickness  of  tiff 
wall  and  wired  to  expanded  metal,  should  be  placed  $£-in  twisted  squart 
rods  extending  vertically  from  3  in  below  top  of  wall  to  20  in  into  concrete 
below  parapet  wall.  These  should  be  spaced  not  over  4  ft  center  to  center, 
that  is,  two  to  every  panel  length;  1%  to  2  in  inside  the  two  top  coraers 
of  the  wall  should  be  placed  %-in  twisted  square  rods  running  horizontally 
the  entire  length  of  wall.  At  each  end  of  wall  and  cast  as  an  integral  pert 
of  the  wall,  place  concrete  post  12  in  square  and  2  ft  8  in  high,  having  tbe 
corners  chamferred  to  match  the  panelling  of  the  wall.  The  top  of  post 
should  be  a  square  pyramid,  1  in  high.  Place  one  of  the  %-m  vertical 
rods  in  the  middle  of  the  post  and  continue  the  expanded  metal  thru  10 
*"ie  post,  that  is,  within  2  in  of  the  end  of  concrete. 
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CORROSION  AND  PRESERVATION  OF  IRON  AND  STEEL 

1.    Corrosion  of  Metal 

Causes  of  Corrosion.  Iron  corrosion  is  generally  due  to  self-electrolysis 
hich  is  distinct  from  the  type  of  external  corrosion  caused  by  escaped 
irrente  from  high  potential  electric  lighting  or  power  circuits.  Iron 
-ways  contains  impurities  such  as  carbon  and  manganese  which,  when 
>gregated,  in  the  presence  of  moisture,  are  electrically  opposed  to  iron. 
hese  impurities  are  generally  of  an  electro-negative  nature  and  thus  force 
ie  electro-positive  iron  into  solution.     The  air  present  oxidises  the  iron 

solution  and  precipitates  it  out  as  rust.  The  rater  thus  freed  from  the 
yn  oxide  again  attacks  the  metal,  serving  as  an  electrolyte  for  the  currents 
iat  flow  from  different  areas  of  the  surface.  Under  favorable  circum- 
ances,  this  reaction  may  proceed  until  the  metal  is  entirely  transformed 
to  rust.  This  would  indicate  that  the  approach  of  iron  or  steel  to  chemi- 
J  purity  will  lead  to  added  resistance  to  corrosion.  The  presence  of  ina- 
nities invites  segregation  which  causes  surface  differences  of  potential 
id.  stimulates  electrolytic  action.  Freedom  from  gases  is  also  an  irapor- 
ot  factor  in  the  manufacture  of  corrosion-resisting  metal.  Scratches, 
tholes  or  abrasions  on  steel  become  centers  of  corrosion,  as  they  are 
jet  re-positive  to  surrounding  areas.  In  assembling  metal  parts  in  struc- 
roi  work,  metals  containing  different  percentages  of  carbon  or  other 
i purities  are. apt  to  set  up  corrosion  at  points  where  they  touch,  the  electro- 
oitive  metal  being  rapidly  destroyed.     It  is  therefore  advisable  to  have 

rivets  of  the  same  composition  as  the  plates  which  they  fasten  toge*u 

iAon 
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Acids  present  in  water  stimulate  electrolytic  action.  Contact  with  en 
bonaceous  substances  also  stimulates  corrosion,  as  such  substances  tend  t 
make  iron  more  electro-positive,  and  thus  increases  the  differences  of  pota 
tial.  Unequal  strains  or  stresses  on  the  surface  of  the  metal  also  haw  i 
corrosive  tendency. 

Effect  of  Water  and  Impurities  in  Water.  The  presence  of  carbonic  m 
sulphuric  acid  in  the  air  in  industrial  communities  causes  considerable  man 
corrosion  at  such  points.  These  impurities  are  absorbed  from  the  air  lg 
rain  water  which  may  fall  upon  iron  structures.  Waters  containing  nas 
salts  or  acids  increase  the  electrical  conductivity  of  the  solution  and  tb» 
fore  stimulate  the  galvanic  action  which  is  responsible  for  corrosion.  Ssl1 
water  stimulates  corrosion  rapidly  on  account  of  its  conductivity.  Ms* 
waters  stimulate  corrosion  on  account  of  the  presence  of  sulphuric  add 
Strongly  alkaline  water  actually  inhibits  corrosion,  as  it  tends  to  mak 
the  surface  of  the  metal  passive  to  electrolysis.  Very  dilute  alkaline  jrala 
however,  causes  a  tendency  to  pit.  The  presence  of  dissolved  oxygen  h 
water  causes  rapid  corrosion.  If  water,  which  is  to  be  used  for  bcfc 
purposes,  is  first  freed  from  its  oxygen  content,  much  less  corrosion  of  ft 
tubes  will  occur.  The  oxygen  in  sewage-laden  waters  has  been  usedq 
in  oxidizing  the  organic  matters  present.  For  this  reason,  sewage  wste 
does  not  exert  as  corrosive  an  action  upon  metal  as  ordinary  fresh  water 
Iron  assumes  a  passive  state,  in  which  it  will  not  rust,  after  it  has  ben 
dipped  into  a  strong  solution  of  certain  oxidising  agents,  such  as  chnm 
acid,  potassium  bichromate  or  strong  nitric  acid.  This  passivity  of « 
face  remains  for  some  time,  even  after  removal  from  the  oxidising  reageafl 
Bichromate  of  potash  is  probably  the  most  efficient  inhibitor.  Two  poost 
of  the  salt  dissolved  in  3000  gal  of  water  furnishes  a  solution  which  «1 
keep  steel  bright  when  immersed  therein.  The  surf  aoe  of  the  steel  is  m 
dered  passive  and  does  not  rust.  Immersion  of  steel  in  a  5%  sototis 
of  potassium  bichromate,  subsequently  washing  off  the  solution,  prods* 
a  passivity  which  resists  corrosion  in  the  air  for  some  time.  In  rapt 
moving  waters  highly  charged  with  oxygen,  the  corrosion  of  iron  vo4 
not  be  as  great  as  in  still  waters  similarly  charged.  This  is  especially  t» 
of  pipe  lines.  It  is  due  to  the  fact  that  the  constant  swirl  of  the  mtv 
prevents  differences  of  potential  on  various  surfaces  from  being  pent 
neatly  established,  as  would  be  the  case  if  the  water  waa  quiet. 

2.    Preservation  of  Metal 

Zinc  Coatings.  Zinc  is  a  highly  electro-positive  metal  and  is  best  s£* 
to  use  as  a  metal  protective  coating  on  iron.  On  account  of  its  efactn 
positive  nature,  it  goes  into  solution  in  water,  the  iron  being  ekcao 
negative  in  this  reaction  and  thus  protected  from  corrosion.  There  * 
three  methods  of  applying  zinc  coatings  to  iron.  The  hot  dip  mcrooei 
carried  out  by  dipping  or  drawing  the  iron  thru  a  tank  of  mdW 
spelter,  subsequently  drawing  thru  asbestos  wipers  or  putting  thru  ro&ti 
remove  the  excess  sine.  The  iron  is  first  pickled  in  acid  to  rem" 
the  scale  from  the  surface.  The  presence  of  any  considerable  percental 
of  arsenic  in  the  sine  produces  an  inferior  coating.  Alloys  of  sine  & 
iron,  when  formed  in  the  bath  and  coated  upon  metal,  reduce  the  ekcH 
-~dtive  nature  of  the  coating  and  thus  reduce  its  efficiency.  In  the  B* 
ttio  method  of  OALVANiziNQ,  the  sine  is  deposited  in  a  pure  coodisjg 
actrolysis  of  a  sine  solution.    The  method,  however,  requires  cocas 
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rable  time  and  consumes  much  current.  Heavy  smooth  coatings  cannot 
lways  be  obtained.  The  vapor  process  of  depositing  sine  is  known  as 
herardizino.  The  articles  to  be  coated,  generally  small  articles,  such  as 
ardware,  are  placed  in  an  iron  drum,  in  contact  with  zinc  dust,  and  a 
Mnperature  of  816°  C  (600°  F)  reached.  In  one  process  the  articles  are 
laced  in  a  rotating  cage  in  contact  with  the  gas  from  a  reservoir  of  molten 
Kno.  In  vapor  processes  very  even  coatings  are  obtained,  the  inner  part 
f  which  is  generally  alloyed  with  the  iron.  Articles  vapor-galvanized 
ave  a  surface  which  takes  paint  much  better  than  the  smooth  spangled 
jrface  produced  by  hot  galvanizing. 

Tin  Plate.  Tin  is  extremely  resistant  to  corrosion  and  is  therefore  used 
i  a  large  way  for  coating  iron  to  form  tin  plate,  especially  for  roofing  pur- 
oees.  It  is  difficult  to  apply  a  coating  of  tin  to  a  metal  so  that  pinholes 
re  not  left;  in  fact,  most  all  tin  plate  contains  pinholes  at  various  spots, 
tie  uncoated  iron  upon  exposure  going  into  solution  and  forming  rust 
x>ts.  These  are  easily  detected  on  new  tin  by  floating  over  the  surface 
f  the  plate  a  solution  of  hot  gelatine  containing  a  small  amount  of  potas- 
um  ferri-cyanide.  The  gelatine  hardens  upon  cooling.  The  pinholes  will 
b  shown  by  a  brilliant  color  which  indicates  reaction  between  the  uncoated 
on  and  the  potassium  ferri-cyanide,  with  the  formation  of  Prussian  blue, 
[eavily  coated  tin  plate  will  snow  very  few,  if  any,  spots. 

Copper  is  used  to  a  considerable  extent  for  the  coating  of  metal;  copper- 
Mrted  wire  and  copper-clad  steel  being  especially  valuable  for  some  pur- 
oeea.  In  case  of  abrasion,  however,  rapid  corrosion  is  apt  to  occur,  since 
on  is  strongly  electro-positive  to  copper.  This  corrosion,  however,  pro- 
jects for  a  time  and  then  stops,  a  thin  film  of  copper  compounds  forming 
»  a  preservative  coating  over  the  iron. 

Load  is  used  to  a  considerable  extent  for  coating  iron  (terne  plate),  and 
>r  some  purposes  is  very  useful.  It  is  not  as  durable  as  well  galvanized 
r  heavily  coated  tin  plate. 

Special  Protective  Treatments.  There  are  many  other  methods  of  treat- 
ig  iron,  among  which  may  be  mentioned  the  Bowzb-Barff  process  of  pro- 
ucing  a  surface  of  black  magnetic  oxide  by  heating  the  metal  to  815°  C 
L500°  F)  in  a  chamber  to  which  is  admitted  superheated  steam  or  producer 
ems  rich  in  carbon  monoxide,  black  magnetic  oxide  being  thus  formed  upon 
ie  surface.  This  is  quite  extensively  used  for  small  articles,  such  as  iron 
rilling,  builders'  hardware,  stove  pipes,  etc.  The  cost  of  the  treatment 
mgee  from  $5  to  $20  a  ton.  Articles,  thus  coated,  are  resistant  to  corro- 
on,  but  when  they  are  scratched  or  abraded  rapid  corrosion  will  occur, 
nee  the  coating  is  electro-negative.  Many  articles  made  of  iron  which 
tnnot  be  subjected  to  the  various  treatments  previously  mentioned  are 
tmetimes  made  of  alloys  containing  chromium,  vanadium  and  other  metals. 
heoe  are  resistant  to  corrosion  but  are  expensive.  Immersion  of  iron  in 
iaed  sodium  nitrate  and  other  salts  gives  surface  oxide  coatings  which 
<e  more  or  less  resistant  for  a  time  to  corrosive  tendencies  but  are  less 
fectivo  than  the  protection  given  by  paint. 

8.    Paints  for  Iron  anct  Steel 

paint  for  Metal.  In  the  design  of  protective  coatings  for  metal  surfaces, 
ie  modern  practice  has  been  to  apply  the  results  of  recent  studies  into 
te  causes  of  corrosion.  Since  in  these  studies  it  was  found  that  substances 
'  *  basic  nature  or  materials  which  contain  soluble  chromates  prevent  the 
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corrosion  of  iron,  pigments  of  a  basic  nature  or  pigments  which  eootsi 
the  chromate  radical  have  been  widely  adopted  for  use  in  paints  for  & 
protection  of  metal  from  corrosion.  In  exposure  tests  at  Atlantic  Cfc 
to  determine  the  durability  of  various  pigments  in  oil  as  protective!  4 
metal  surfaces,  over  300  large  steel  test  panels  were  exposed  in  1908.  as 
Proc.  Am.  Soc.  Test.  Mat.,  1910-1917.  These  were  all  given  three  cost 
of  paint  made  of  various  materials.  Careful  inspections  were  made  evtjy 
year,  the  rating  of  10  indicating  perfect  protection  and  0  indicating  tod 
failure.  The  ten  panels  receiving  the  highest  ratings  during  3  yssnd 
inspection  are  given  herewith: 

Ten  Highest.  Ratings 


1912 

1918 

1914 

Pigment 

Rat- 
ing 

Pigment 

Rat- 
ing 

Pigment           ;  ^ 

1* 

American  vermilion. . . 
Zinc-end-lead 

chromate 

9.9 

9.2 
9.0 
8.8 
8.6 
8.6 
8.6 

8.5 
8.1 
8.1 

American  vermilion. . 
Zine-and-lead 

9.8 

8.3 
8.0 
7.9 

7.8 
7.8 
7.6 
7.2 
6.8 

American  vennilian. . 
Sttbhrned  bhw  lead.. 

Willow  charcoal 

Red  lead 

Natural  graphite 

Zinc  chromate 

Zinc-and4ead 

Magnetic  black  oodde 

7J 
ft! 
M 

Sublimed  blue  lead. . . 

Zinc  chromate 

Willow  charcoal 

Magnetic  black  oxide 
Zinc-and-barium 

Sublimed  white  lead. . 
Red  lead 

Willow  charcoal , . 
Zinc-and-barium 

Magnetic  black  oxide 

Sublimed  blue  lead . . 

Prussian  blue 

SI 

U 

u 
u 

41 
4i 

(water  stimulative). 

6.7 

Unfortunately,  chromate  pigments  are  expensive  and  are  therefore  tad 
only  in  small  percentages  in  metallic  paints,  generally  in  combination  sift 
iron  oxides.  The  sublimed  lead  pigments,  the  iron  oxide  pigments  fli 
red  lead  are  reasonable  in  price  and  have  therefore  been  adopted  at  A 
bases  of  many  protective  coatings.  ' 

Inspection  of  Metal  Surfaces.  In  inspecting  painted  metal  to  detenasi 
the  durability  of  various  paints,  the  following  should  be  noted.  Chaltisj 
of  paint  is  shown  when  the  paint  is  rubbed  with  the  hand  or  a  black  ekA 
This  indicates  destruction  of  the  oil.  Moderate  chalking  is  not  drti 
mental.  Checking  or  erasing  of  surface  is  shown  by  paints  which  are  si 
elastic  and  which  become  brittle  upon  exposure.  Elasticity  of  film  oi 
be  determined  by  scraping  the  paint  with  a  knife.  Brittle  coatings  crumtil 
elastic  paints  produce  long  elastic  films.  The  underlying  metal  should  H 
examined  with  a  magnifying  glass  for  evidences  of  rust.  Hardness  of  ps* 
and  resistance  to  moisture  are  shown  by  drawing  a  line  with  a  fountsl 
pen  upon  the  surface.  If  the  ink  does  not.  spread,  the  surface  is  hard  s4 
does  not  absorb  moisture. 

Painting  Galvanized  Iron.  Galvanised  iron  is  widely  used  for  skfisj 
roofing,  railings,  cornice  worx,  drain  pipes,  fence  wire,  etc  On  access* 
of  the  smooth,  spangled  surface,  ordinary  paints  will  peel  after  a  sW 
period  of  time.  This  may  be  overcome  by  first  treating  the  metal  hdsfl 
painting  with  a  solution  made  by  dissolving  4  os  of  copper  acetate,  rope* 
sulphate  or  copper  chloride  in  1  gal  of  water.  The  application  of  di 
solution  produces  a  rough  dark  surface,    A  few  hours  after  the  apo&tf 
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on,  the  surface  may  be  lightly  brushed  and  then  painted  with  a  rust  in- 
ibitive  paint.     The  paint  will  firmly  adhere  to  such  a  surface. 

Painting  Tinned  Surfaces.  The  rapid  corrosion  of  tin  plate  points  to 
le  necessity  of  painting  tin  roofs  a  day  or  so  after  placement.  The  palm 
1  or  other  grease  upon  the  surface  may  be  removed  by  wiping  with  a 
oth  saturated  with  benzine.  The  paint  may  then  be  applied.  Iron 
ride  paints  containing  10%  of  sine  chromate  have  given  excellent  results 
t  this  purpose. 
Painted  Culverts.    Culverts,  plain  or  corrugated,  are  usually  galvanized. 

the  coating  is  heavy,  the  corrosion  resistance  is  usually  excellent  except 
.  strongly  alkaline  soil  that  has  a  solvent  effect  upon  sine.  Black  iron 
ilverts  that  have  been  painted  may  replace  galvanized  culverts  for  some 
irposes.  The  black  culvert  segments  should  be  coated  at  the  factory 
ith  a  rust  inhibitive  priming  coat  of  paint  made  of  red  lead,  blue  lead, 
iromated  or  litharged  iron  oxide,  etc.  After  forming,  the  culverts  should 
»  dipped  at  the  fabricating  shop  in  a  black,  water-resisting,  liquid  bitu- 
inous  paint  made  of  asphalt  or  blown  petroleum  residue.  Such  paints 
y  rapidly  and  do  not  become  soft  during  shipment  as  would  be  the  case 
the  culverts  were  dipped  in  hot  asphalt  or  tar.  Culverts  treated  in  the 
anner  outlined  above  should  withstand  corrosion  for  many  years,  if  the 
use  metal  is  corrosion  resistant. 

Bituminous  Paints.  Tar  and  asphaltic  paints  have  come  into  wide  use 
r  coatings  upon  cast  iron  or  riveted  steel  water  carriers.  Some  of  these 
e  made  by  blending  asphalt  with  coal  tar  pitch,  linseed  oil,  resinous  var- 
shes  and  similar  ingredients,  altho  the  modern  practice  is  to  use  heavy 
ttroleum  residue,  sometimes  fluxed  with  gilsonite.     This  is  usually  heated 

150°  C  (302°  F)  or  over  in  order  to  bring  it  to  a  molten  condition,  the 
ated  pipes  being  plunged  therein  and  removed.  The  adhered  coating 
comes  hard  in  the  air  in  a  short  period  of  time.  Subsequent  baking 
oduces  a  more  resistant  film. 

Coal  tar  paints  for  brushing  purposes  should  be  made  from  refined  tar 
at  has  been  freed  from  ammonia  and  water,  which  cause  saponification 
d  non-adherence.  The  presence  of  much  naphthalene  or  free  carbon 
detrimental  to  such  paints  and  is  apt  to  cause  crazing  and  early  disinte- 
ation.     For  the  preparation  of  coal  tar  paint,  refined  tar  should  be  heated 

120°  C  (248°  F)  until  the  water  is  evaporated.  Ten  percent  of  quick- 
ie may  then  be  added  to  neutralize  the  free  acids.     A  small  quantity 

Portland  cement  may  also  be  added,  if  desired.  This  mixture  may  be 
plied  hot.  When  making  a  thinner  paint  to  be  applied  with  a  brush, 
ere  may  be  added  to  the  heated  coal  tar  5%  of  quicklime,  5%  of  red  lead 
d  20%  percent  of  gloss  oil  made  by  dissolving  rosin  in  an  equal  part  of 
nzine.  This  paint  dries  rapidly  to  a  hard  film  having  a  high  gloss. 
>al  tar  paints  are  not  very  serviceable  when  exposed  to  the  sun,  since 
igatoring  or  checking  takes  place,  the  action  of  the  sun  causing  disin- 
flation of  the  tar  and  the  formation  of  free  carbon.  This  is  partially 
ercome  by  the  addition  of  Chinese  wood  oil  and  asbestine  to  a  coal  tar 
int.  These  paints  have  proved  very  serviceable  when  applied  to  metal 
at  is  to  come  in  contact  with  acid  fumes,  such  as  pipe  lines  or  tanks  in 
near  acid  factories. 
Tunnel  Work.    Iron  in  tunnel  work  may  be  protected  from  corrosion 

the  application  of  a  prime  coating  of  red  lead  or  other  inhibitive  paint, 
bsequently  applying  an  asphaltic  or  coal  tar  paint,  such  as  those  outlined 
ove.     An  asphaltic  paint  which  gives  good  results  for  this  purpose  may 
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be  prepared  from  a  heavy  blown  petroleum  residue  fluxed  with  &sodM 
This  is  dissolved  in  bensol,  turpentine  or  a  mixture  of  these  solvents  wsl 
petroleum  distillates. 

Marine  Paints.  Metal  that  is  to  be  exposed  in  salt  water  or  mansj 
land  is  subject  to  rapid  corrosion  and  incrustation  with  marine  grovtsi 
It  is  advisable  in  some  cases  to  apply  to  such  metal  paint  coatings  of  sn 
anti-fouling  type,  which  contain  soaps  of  copper  or  other  poisonous  ex- 
pounds, or  which  contain  oxide  of  mercury  or  bichloride  of  mercury.  Sat) 
paints  are  usually  made  upon  a  shellac-alcohol  base,  sine  and  iron  arid*) 
constituting  the  major  part  of  the  pigment  portion. 

Tank  and  Steel  Timber  Paints.  Iron  water-tanks  along  roadways  41 
rapidly  corrode  unless  painted  both  on  the  inside  and  outside.  A  ray 
satisfactory,  hard  drying  paint  for  this  purpose  may  be  prepared  by  sdsai 
2  lb  of  litharge  to  a  ready  mixed  red  lead  paint.  A  water-resisting  bin- 
minous  paint  should  be  applied  as  a  top-ooater.  Steel  mine  timbers  nasi 
are  subjected  to  the  effect  of  sulphur  water  and  gases  in  mines  may  k 
protected  with  the  same  paints. 

General  Structural  Steel.  Bridges,  general  structural  'steel  work  of  iQ 
kinds,  lamp-posts,  letter  boxes,  ornamental  ironwork,  etc  may  be  d- 
ciently  preserved  from  corrosion  by  the  application  of  prepared  rust  mfc- 
bitive  paints  such  as  those  shown  below. 

Red  Lead  Paints.  When  red  lead  is  ground  in  oil  to  a  stiff  paste,  100b 
of  the  paste  may  be  reduced  with  2  gal  of  oil  and  2  pints  of  turpeatse 
drier.  This  will  furnish  a  little  over  4  gal  of  paint,  containing  about  33 1 
dry  red  lead  per  gallon.  The  spreading  rate  of  this  paint  will  be  atari 
400  to  500  ft  per  gal.  The  cost  of  the  paint  will  be  about  $2.50  per  pi 
Red  lead  paste  is  usually  made  of  red  lead  that  does  not  contain  any  fc*s 
litharge.  Consequently,  the  protective  quality  of  the  red  lead  is  rednosi 
The  best  practice  is  either  to  purchase  a  ready  mixed  red  lead  paint  •* 
to  use  pure  dry  red  lead  purchased  on  the  following  specifications,  mistt 
the  paint  on  the  job: 

Specifications  : 

1.  The  dry  pigment  to  be  of  the  best  quality,  free  from  all  adultema 
and  not  to  contain  less  than  85%  nor  more  than  90%  PbiOi,  the  remaiofe 
being  practically  pure  lead  monoxide,  PbO. 

2.  It  shall  contain  not  more  than  0.1%  of  metallic  lead  nor  more  thai 
0.1  %  of  alkali  figured  as  NajO. 

3.  It  shall  be  of  such  fineness  that  not  more  than  0.5%  remains  afr 
washing  with  water  thru  a  No.  21  silk  bolting-cloth  sieve. 

Formula  for  Mixing  Dry*  Red  Lead  Paint: 

Specification  red  lead 26  lb 

Raw  linseed  oil 28  gQls 

Turpentine <~. 4  gills 

This  will  yield  about  l'/s  gal  of  paint  costing  about  $1.75  per  gaL  ft 
tinting  this  paint  to  a  chocolate  color  for  final  coat  work,  add  4  ok  of  laflp 
black  in  oil  to  1  gal  of  paint.  This  paint  may  be  used  upon  all  structural  a** 
Blue  Lead  Paints.  Blue  lead  paints  may  be  purchased  in  prepared  fart 
on  the  following  formula  which  can  be  used  for  the  priming  coat  on  i 
types  of  structural  work: 

Sublimed  blue  lead 64  lb 

Linseed  oil 32  lb 

Turpentine  drier . . . . , 2  lb 
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If  desired,  blue  lead  may  be  purchased  ground  in  oil  in  the  proportion  of 
JO  parts  of  pigment  to  10  parts  of  oiL  For  first  coat  work  100  parts  of 
the  paste  should  be  thinned  with  4J4  gal  of  oil  and  1  quart  of  turpentine. 
For  second  and  third  coat  work,  100  parts  of  paste  may  be  thinned  with 
>  gal  of  oil  and  1  pint  of  drier.  The  cost  of  blue  lead  paints  will  average 
ibout  $1.50  per  gal.    The  spreading  rate  will  average  about  900  ft  per  gal. 

Iron  Oxide  Paints.  Rust  inhibitive  paints  made  upon  an  iron  oxide  base 
md  containing  from  10  to  15%  of  zinc  chromato,  red  lead,  sine  oxide 
tnd  similar  inhibitive  pigments,  come  in  prepared  form  ready  for  use. 
rhe  cost  is  usually  about  $1.50  per  gal  and  the  spreading  rate  about  900 
t  per  gal.  These  paints  are  especially  suited  for  application  to  tin  roofs 
tnd  metal  siding  or  for  general  structural  purposes. 

Black  Paints*  Carbon  black  and  graphite  form  the  pigment  base  for 
nany  prepared  protective  paints.  Litharge,  red  lead,  silica  and  other 
tigmente  are  sometimes  added.  These  paints  should  be  used  as  top-coaters 
»ver  a  thoroly  inhibitive  priming  coat  of  paint.  Black  iron  oxide  is  coming 
nto  use  as  a  permanent  black  protective  coating.  In  practice  it  has  given 
xcellent  service. 

Estimating  Areas  and  Paints  for  Steel  Structures.  Chapman  (9)  gives 
he  following: 

"  The  surface  area  of  a  steel  structure  may  be  calculated  by  use  of  the 
allowing  formulas  in  connection  with  the  material  bills  giving  the  tonnage 
f  the  various  shapes: 

"  Let  S  =  square  feet  of  surface  per  ton  of  metal,  and  to  =•  weight  of 
btape  per  running  foot,  pounds.     Then,  for 

."  I-beams:    8  »  (56  SOOh  +  54  800) M  where  h  -  depth  of  beam,  inches. 

"  Channels:    S  =•  (4346  +  500) /to,  where  b  =  width  of  channel,  inches. 

"Angles  (equal-leg):  S  =  (6606  —21) /to,  where  &  "width  of  each 
ig,  inches. 

"  Angles  (unequal-leg):  8  —  32206/to,  where  6  »  sum  of  widths  of  both 
>gs,  inches. 

"  Z-bars:  8  -  (52A  +  1090)  M  where  h  -  depth  of  web  (out  to  out), 
tches. 

"  Plates  (both  sides) :    S  =  100 A,  where  t  =  thickness,  inches." 

The  spreading  rate  of  metal  paints  will  average  from  500  to  1000  ft  per 
U,  according  to  the  pigments  used  and  condition  of  surface.  Red  lead 
aints  generally  average  700  ft;  iron  oxide  paints,  prepared  rust  inhibitive 
sluts  and  blue  lead  paints,  900  ft  per  gal. 

4.   Prevention  of  Electrolysis  in  Concrete  Structures 

Paints  to  Prevent  Electrolysis.  Rapid  corrosion  takes  place  when  an 
eotric  current  is  passed  thru  an  iron  anode  immersed  in  an  electrolyte, 
tch,  for  instance,  as  salt  water.  When  damp  cement  contains  an  em- 
Kided  iron  anode  the  cement  acts  as  an  electrolyte,  and  the  same  rusting 
rtion  takes  place,  regardless  of  the  fact  that  concrete  contains  sufficient 
n.e  to  inhibit  corrosion  when  no  electrical  currents  are  present.  With 
o    electrolytic  change  of  metal  into  oxide  comes  an  increase  in  volume 

the  products  of  reaction,  and  there  is  developed  an  enormous  expansive 
roe  of  mechanical  pressure,  which  is  sufficient  to  crack  the  strongest 
rras  of  concrete. 

Sources  of  Currents.  Corrosion  may  therefore  be  expected,  with  '*- 
tssndant  results,  when  sufficiently  high  voltage  direct  currents  enter  ' 
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iron  of  a  concrete  structure,  either  thru  contact  with  conductors  of  fcj&t 
and  power  circuits,  contact  with  water  or  gas  pipes  carrying  direct  «r 
rents  from  grounded  power  lines,  thru  defective  insulation  of  electrial 
wiring,  or  from  similar  sources.  That  the  damage  is  greatest  to  new  stiw- 
tures  is  due  to  the  fact  that  the  concrete  is  then  damp  and  a  better  efecoe* 
lyte  than  when  it  becomes  dry  from  age.  Much  of  this  damage  mayte: 
prevented  by  the  adoption  of  suitable  forms  of  foundation  waterproofs*, 
exterior  insulating  joints  for  pipe  lines,  isolation  of  lead-covered  cable 
entering  buildings,  and  other  insulating  devices.  Of  equal  importae* 
however,  should  be  the  safeguarding  of  the  metal  with  suitable  insulates 
and  bonding  paints  before  it  is  embedded  in  cement. 

Method  of  Making  Good  Bonding  Surfaces.  In  making  up  spechness 
for  test,  the  objection  to  using  paints  which  dry  upon  metal  to  a  gb» 
surface  and  which  prevent  proper  bonding  of  the  cement  might  be  ow- 
come  by  applying  to  the  painted  surface,  while  it  is  still  tacky  (not  dry*, 
sharp  particles  of  sand  or  similar  material.  Emery  powder,  abrasive,  sad 
fine  quartz  sand  have  been  used.  When  allowed  to  drain  upon  a  paints! 
rod,  the  particles  become  attached  to  the  paint  and  dry  with  it,  formal 
a  rough  surface  resembling  coarse  sandpaper.  After  thoroly  drying,  tie 
particles  are  solidly  embedded  in  the  paint,  which  thus  presents  s  dal 
rather  than  a  gloss  film.     Fine,  clean,  white  sand  was  found  most  usrfa- 

Tests  for  Bonding  Surfaces.  In  one  aeries  of  testa  the  specimen*  ware  mad*  W 
embedding  in  concrete  cylinder*  painted  anodes  Jtf  in  in  diameter  and  12  in  in  leagti. 
The  rods,  previous  to  painting,  were  thoroly  cleaned  from  scale  and  mat.  They  vew 
painted  with  two  eoata  of  paint.  The  rods  were  placed  in  3  H  in  by  8  in  moid*,  fa 
an  upright  position,  and  a  mixture  of  one  part  of  Portland  cement  and  two  parts  at 
sand  was  poured  around  the  rods  and  tamped  into  place.  The  specimens  for  ^sta 
series  were  very  carefully  prepared.  After  setting  for  two  days,  the  molds  we»"«- 
moved  from  the  pieces,  which  were  then  aged  for  a  month.  They  were  then  pbsd 
in  water  for  24  hr,  and  the  next  day  were  placed  in  individual  earthenware  jars  {at- 
taining sheet-iron  cathodes,  coiled  so  as  to  surround,  but  not  touch,  the  cyiiades. 
The  jars  were  filled  with  sufficient  water  to  cover  the  cylinders  up  to  within  1  ia  at 
their  top  surfaces.  The  specimens  were  connected  up  in  parallel  and  in  aeries  via 
resistance  to  reduce  the  voltage  from  110  to  30  volts  direct  current.  The 
continued  for  240  hr  at  30  volts.  The  voltage  was  then  increased  to  55 
tinued  for  60  hr,  at  which  time  the  testa  were  discontinued. 

Test  of  Bonding  Value.  In  order  to  determine  the  comparative  bonding 
shown  by  the  various  painted  rods  with  the  surrounding  concrete,  a  series  of  iss 
specimens  was  prepared,  the  rods  being  placed  flush  with  the  bottom  surface  of  caw) 
cylinder.  After  aging  for  three  weeks,  the  specimens  were  tested  in  a  RiehM  testis] 
mac  line,  being  placed  on  an  iron  slab  drilled  thru  the  center  with  a  1-in  hole  to  atsa 
an  entrance  space  for  the  rod  in  the  test  specimen  when  subjected  to  pressure.  Eas) 
teat  specimen  was  placed  in  such  a  position  that  the  lower  end  of  the'  contained  ass" 
anode  would  be  in  alignment  with  the  hole  below.  Pressure  was  applied  uatt  di 
painted  iron  rod  was  pushed  away  from  the  surrounding  cement  and  the  bond  deauujai 

Observations  on  Results.    In  the  test  specimens  where  cracking  had  oocmied  M 
anodes  showed  considerable  rust,  the  paint  coatings  originally  applied  having  fa 
destroyed.    On  the  cathodes  the  paint  coatings  were  still  intact,  altho  some  had 
parentiy  been  affected  by  the  moisture  and  the  hydrated  lime  on  the  wet 
chalky  surfaces  being  shown.    Wherever  there  were  small  voids  in  the 
or  around  the  painted  anodes,  corrosion  was  most  severe,  and  at  such 
shown.    The  protective  coatings  upon  the  anode  and  cathode  bars 
—crete  cylinders  which  did  not  crack  and  which  carried  but  little 
id  to  be  in  a  very  good  state  of  preservation. 

tal  Reactions.    The  breaking  down  of  a  film  upon  the  embedded  n 
m  recorded  by  a  sharp  rise  in  the  amperage,  due  to  the  decreased 
the  flow  of  the  current  between  the  electrodes.    The  hydrogen, 
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aoomod  to  have  a  reducing  or  softening  action  upon  some  of  the  oxidised  coatings, 
and  carried  to  the  surfaces  of  the  cylinders  considerable  quantities  of  soft  oily  products, 
which  deposited  around  the  anodes  and  later  hardened  in  contact  with  the  air.  Iron 
oxide  was  also  carried  to  the  top  surfaces  of  some  of  the  specimens  by  the  action  of 
the  gas  and  water,  and  was  there  deposited  as  a  dark  brown  stain. 

Value  of  Well  Dried  and  Saturated  Films.  Paint  films  that  have  been 
baked,  on  account  of  their  fully  saturated  condition,  do  not  act  as  depolar- 
izers. It  would  obviously  be  impractical  to  bake  paint  coatings  upon  most 
forms  of  reinforcing  metal,  but  quite  thoroly  oxidized  coatings,  which 
would  probable  have  but  slight  depolarizing  action,  would  result  by  allow- 
ing a  period  of  60  days  for  the  drying  of  oil  paints  after  application  to  the 
metal  and  previous  to  immersion  in  the  cement.  It  is,  moreover,  possible 
to  apply  coatings  which  do  not  depend  entirely  upon  oxygen  absorption  for 
their  hardening  and  which  contain  ingredients  of  a  fairly  saturated  nature. 
Among  these  could  be  mentioned  such  coatings  as  are  composed  of  rosins 
dissolved  in  volatile  solvents,  as  well  as  some  special  types  of  oil  coatings. 

Use  of  Pigments.  The  addition  of  a  pigment  to  an  oil  usually  increases 
the  moisture  resistance  and  makes  a  more  impermeable  film. 

Conclusions.  The  corrosion  of  metal  embedded  in  concrete  structures 
yy  stray  currents  of  high  voltage  is  often  productive  of  serious  effects.  The 
xse  of  properly  made  paints  upon  such  metal  constitutes  a  safeguard  that 
ihould  not  be  neglected  by  the  engineer.  Such  paints  may  be  prepared 
rom  the  following  substances.  The  vehicle  should  contain:  Boiled  or 
xxlied  oils  or  products  which  dry  to  a  fairly  saturated  film;  oils  which 
Ixy  by  semi-polymerization  rather  than  oxidation;  oils  which  dry  to  a 
lat  rather  than  a  highly  glossy  surface.  The  solid  portion  should  contain 
t,  percentage  of:  Pigments  which  are  coarse  and  which  therefore  tend 
o  form  films  having  a  rough  surface;  pigments  which  are  inert  and  which 
[©  not  act  as  conductors  of  electricity;  pigments  which  are  either  basic 
►r  of  the  chromate  type.    The  painted  metal  should  be  sanded  if  possible. 

DECAY  AND  PRESERVATION  OF  WOOD  AND  MASONRY 

5.    Decay,  and  Preservative  Treatments  of  Wood 
Causes  of  Wood  Decay.    The  decay  of  wood  is  generally  due  to  low 


yrms  of  plant  life  called  fishgi  which  produce  micelia  (roots)  or  contain 
pores  which  are  blown  about  by  the  wind.  These  fungi  have  the  prope- 
rty of  secreting  chemicals  which  dissolve  wood  fiber,  the  wood  thus  serv- 
ig  as  a  food  for  the  fungi.  The  chemicals  evolved  are  termed  enzymes 
r  ferments.  Various  forms  of  insect  life  have  a  destructive  action  upon 
'ood.  .  Some  of  these  are  called  borers,  timber  worms,  etc.  They  bore 
tiannels  into  which  water  enters,  thus  destroying  the  wood.  Mechanical 
brasion  is  another  cause  of  wood  decay.  Alkaline  soils  may  also  have 
>me  effect  in  the  destruction  of  wood,  but  fungous  growths  are  mainly 
sponsible.  n 

Xffect  of  Seasoning.  Seasoning  of  timber  tends  to  prevent  decay,  in- 
-oases  durability  and  strength,  prevents  shrinking  and  cracking,  reduces 
slight,  and  conditions  the  fiber  for  the  injection  of  preservatives.  Open 
X  seasoning,  hot  air  seasoning  and  seasoning  in  steam  and  oil  are  used  for 
ii£  purpose. 

preservative  Treatments.  Linseed  oil  paint  is  probably  the  most  im- 
>rtant  wood  preservative  and  should  be  used  wherever  possible.  The 
jr*  produced  by  the  dried  paint  effectively  excludes  fungi  and  other  causes 
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of  decay,  and,  at  the  same  tone,  beautifies  the  structure.  For  certain  j* 
poses,  preservation  with  creosote  and  substances  of  a  high  fungicidal  nfe 
is  necessary.  Various  treatments  are  used  for  this  purpose,  among  vfci 
is  the  so-called  brush  treatment,  the  preservative  being  applied  wrtka 
brush  to  dry  wood  after  air  seasoning.  Good  results  are  obtained  iin 
creosote  that  has  been  heated  to  180°  C  (356°  F)  before  application.  Ifc 
preservative  will  penetrate  about  \i  in.  This  treatment  is  cheap  and  cat- 
venient.  By  dipping  the  wood  into  the  preservative,  more  effective  resfe 
are  obtained.  This  treatment  requires  a  tank  and  is  well  adapted  to  ssfl 
products  as  shingles,  posts,  poles,  etc.  Impregnation  processes  girt  tfe 
best  results,  as  the  preservatives  are  forced  deeply  into  the  wood,  im- 
pregnation processes  are  more  expensive,  however,  and  require  conskkntt 
apparatus.  They  include  various  non-pressure,  pressure  and  vseasi 
processes.  The  impregnation  is  usually  deep  and  effective.  In  the  opa 
tank  process,  lumber  is  placed  in  a  bath  of  hot  oil  in  order  to  drive  or 
the  air,  sap  and  water.  The  wood  is  then  placed  in  a  cold  solution  of  pe> 
servative  which  is  drawn  in  by  contraction.  Pressure  processes,  in  vsid 
the  timber  is  placed  in  tanks  or  wells  containing  preservatives  under  p* 
sure,  include  the  Bethell,  Buehler,  A.  C.  W.,  Lowry,  Burnett,  etc  The  ft 
of  piling,  road-ties,  poles,  cross-arms,  etc,  is  increased  greatly  by  tb* 
treatments.  In  the  kyanising  process,  timber  is  kept  submerged  sectnl 
days  in  a  solution  of  bichloride  of  mercury.  This  is  not  a  good  treaumrt 
for  timber  that  is  to  be  kept  in  a  wet  place  where  the  bichloride  salt  wx»k 
leach  out. 

Materials  Used  for  Preservatives,  Of  the  various  water-soluble  p*» 
servatives  used,  copper  sulphate,  mercuric  chloride,  sine  chloride  s* 
sodium  fluoride  have  given  the  best  results.  Sodium  fluoride  has  * 
extremely  high  fungicidal  value.  Zinc  chloride  is  low  in  cost.  CreoatK 
is  a  very  important  preservative  on  account  of  its  phenol  content  tis 
substance  having  a  high  antiseptic  value.  Various  forms  of  coal  tar  cre* 
sote,  water-gas  creosote,  wood  tar  creosote,  mixed  creosotes,  etc,  are  sjai 
Their  value  depends  upon  their  toxicity. 

For  treating  poles  and  posts,  the  brush  treatment  is  effective  after  prop* 
seasoning  of  the  wood.  The  life  of  the  wood  may  be  increased  five  yes? 
by  this  method.  Treatment  of  the  ends,  to  a  height  of  20  in  above  groasi 
in  a  tank  for  five  days  is  very  effective.  Oaal  tar  creosote  is  often  us* 
for  this  purpose.  Zinc  chloride  (5%  solution  hot)  or  other  anuses? 
salts  may  be  used.  Application  of  an  oil  paint  will  prevent  leaching  oat « 
the  preservative.  The  cost  of  brush  treatment  of  6-in  posts  with  eosl  to 
creosote,  or  impregnation  with  zinc  chloride,  varies  from  3  to  6  cents.  I 
simple  form  of  treating  tank  may  be  made  from  a  100-gal  iron  drum  mounts 
on  a  plain  brick  foundation  which  can  be  used  as  a  fire-box.  The  presersi 
tive  is  placed  in  the  tank  and  heated,  the  posts  subsequently  being  piss* 
in  for  treatment. 

Painting  Wood  That  Is  to  Be  Preserved.    Wood  may  be  first  bra* 

treated  with  zinc  chloride,  mercuric  chloride,  sodium  fluoride  or  bichloai 

of  mercury.     Linseed  oil  paints  may  then  be  applied.    This  proses*  i 

especially  valuable  for  treatment  of  wood  in  greenhouses,  dye  houses.  * 

~<*  there  is  much  moisture  and  heat.     For  rendering  wood  fire-ietsii 

may  be  coated  with  a  chemical  like  sodium  silicate  which,  sin 

will  fuse  and  retard  combustion,  or  it  may  be  impregnated  *ij 

urn  salts  which,  when  heated,  will  liberate  non-combustible  gssfl 

bicarbonate,  oxalic  acid,  borax,  ammonium  chloride  and  amnvasfl 


Art.  6  Paints  for  Wooden  Surfaces  1479 

fluoride  are  also  valuable  fire-retarding  salts  for  impregnation  purposes. 
Paints  should  be  applied  after  impregnation,  in  order  to  prevent  leaching 
out  of  the  salts. 

6.    Paints  for  Wooden  Surfaces 

Paints.  The  pigments  which  are  used  in  paints  for  wooden  surfaces  are 
tfiose  opaque  white  pigments,  such  as  corroded  white  lead  (basic  carbonate- 
white  lead),  sublimed  white  lead  (basic  sulphate-white  lead),  sine  white 
[sine  oxide),  and  leaded  sine  (mixture  of  lead  sulphate  and  zinc  oxide).  The 
io-called  white,  inert,  crystalline  pigments  include  barytes  (barium  sul- 
phate), asbestine  (magnesium  silicate),  silex  (silica),  china  clay  (aluminum 
lilicate),  whiting  (calcium  carbonate),  gypsum  (calcium  sulphate).  White 
©ad,  when  used  alone,  will  chalk  rapidly  and  will  often  check  deeply.  When 
one  oxide  is  used  alone,  scaling  and  cracking  may  be  shown.  When  white 
ead  and  sine  oxide  are  combined,  the  defects  of  each  are  overcome  and 
m  excellent  paint  is  obtained.  These  mixtures  of  lead  and  sine  pigments 
ue  sometimes  combined  with  small  percentages  of  the  inert  crystalline 
figments  mentioned  aDove.  These  combinations  are  finely  ground  in 
Mire  linseed  oil  by  machine  and  thinned  down  to  painting  consistency  with 
urpentine  and  drier.  They  are  sometimes  tinted  with  color  pigments, 
uch  as  Prussian  blue,  lead  chromate,  lampblack,  umber,  sienna,  ochre,  etc. 
L  good  specification  upon  which  to  purchase  prepared  paints  of  the  above 
ype  is  given  herewith. 

Specifications  for  Prepared  Paints  for  Wooden  Surfaces  adopted  in  1915  by  United 
tates  War  Department. 

The  paint  must  be  furnished  in  prepared  form,  ready  for  application.  White  paint 
»ust  contain  not  leas  than  66%  nor  more  than  70%  of  pigments,  the  balance  to  be 
Quids.  The  liquids  shall  consist  of  pure  raw  linseed  oil  containing  a  total  of  not  over 
0%  of  turpentine  and  turpentine  drier.  The  pigment  portion  of  the  paint  shall  con- 
«t  of  white  lead  (basic  carbonate  or  basic  sulphate)  and  sine  oxide.  There  shall  not 
e  less  than  26%  nor  more  than  60%  by  weight  of  sine  oxide.  Paints  of  this  compo- 
tfcm  containing,  in  addition,  not  over  15%  by  weight  in  the  pigment  portion  of  such 
hite  pigments  as  barytes,  china  day,  whiting,  asbestine  and  sflica  will  be  accepted 
rider  these  specifications. 

Oils  Used  in  Paint.  Linseed  oil  dries  more  rapidly  and  with  a  harder  film 
turn  other  types  of  oil,  and  is  therefore  preferred  for  general  work.  Raw 
il  is  used  in  most  prepared  paints;  boiled  oil  is  used  for  special  types  of 
stint  where  a  glossy  surface  is  required.  The  normal  price  of  linseed  oil 
;  60  cents  per  gal,  altho  the  price  often  goes  as  high  as  $1.  Soy  bean 
il,  which  may  be  pressed  from  the  soy  bean,  grown  extensively  in  China 
ad  in  the  southern  part  of  this  country,  has  been  proposed  as  a  substi- 
lte  for  linseed  oil.  It  is  rather  slow  in  its  drying  properties  and  requires 
^mixture  with  linseed  oil  or  a  large  amount  of  drier.  Refined  menhaden 
3  has  come  into  some  use  for  paints  which  are  subjected  to  exposure 
long  the  coast  or  for  special  technical  purposes.  Corn  oil  and  cottonseed 
I  dry  very  slowly  and  paints  in  which  they  are  used  become  darkened  by 
Iherence  of  dust  particles.  Chinese  wood  oil,  which  is  expressed  from 
ie  nut  of  the  Chinese  tung  tree,  when  heat-treated  with  the  proper  driers, 

very  valuable  for  certain  types  of  waterproofing  paints.  Petroleum  oil 
-iea  slowly  and  is  injurious  to  most  paints.  Rosin  oil  disintegrates  very 
pidly  and  should  not  be  used  in  paints  for  wooden  surfaces. 
Thinning  Liquids.  Turpentine  is  used  as  a  thinner  for  linseed  oil  paste 
tints.  It  aids  in  the  penetration  and  drying  of  the  paint.  High  boiling 
>int  petroleum  spirits,  which  are  often  referred  to  as  mineral  spirits  ar-4 
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which  have  the  same  boiling  point  and  gravity  as  turpentine,  are 
widely  used  in  place  of  turpentine  and  with  exceedingly  good  results.     Water 
white  coal  tar  benzol  is  used  in  special  paints  and  as  a  base  for  paint  removes. 

Specifications  for  Turpentine: 

1.  These  specifications  apply  both  to  the  turpentine  that  is  distilled  from  pine  «k#- 
resins,  and  commonly  known  as  gum  turpentine  or  spirits  turpentine,  and  to  the  tsr* 
pentine  commonly  known  as  wood  turpentine  that  is  obtained  from  resinous  vosii 
whether  by  extraction  with  volatile  solvents,  or  by  steam,  or  by  destructive  diateV 
tion. 

2.  The  purchaser,  when  ordering  under  these  specifications,  may  specify  ■U.ia* 
gum  spirits  or  wood  turpentine  is  desired.  The  turpentine  shall  be  dear  and  free  ism 
suspended  matter  and  water. 

3.  The  color  shall  be  standard  or  better.    The  term  standard  refers  to 
recognized  as  standard  by  the  "Naval  Stores  Trade."    Turpentine  k  of 
color  when  a  depth  of  60  mm  in  a  perfectly  flat  polished  bottom  tube 
matches  a  No.  1  yellow  Lovibond  glass.  j 

4.  The  specific  gravity  shall  be  not  less  than  0.862  nor  more  than  0.872  at  ISSC 
(60°  F).  x 

5.  The  refractive  index  at  15.5*  C  (60°  F)  shall  be  not  less  than  1.468 
than  1.478.    - 

6.  The  initial  hotting  point  shall  be  not  leas  than  150°  C  (302*  F), 
i««°  C  (820°  F). 

*ty  percent  of  the  turpentine  shall  distill  below  170°  C  (338*  F) 
lolymerization  residue  shall  not  exceed  2%  and  its  refractive  index  at  l&TC 
U  not  be  Jess  than  1.500. 


: 
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Driers  for  Paints.  Lead  and  manganese  in  the  form  of  oxides  are  boiled 
with  oil  in  order  to  form  salts  or  oil-soluble  soaps.  They  act  as  catalytic 
agents  in  carrying  oxygen  from  the  air  to  the  oil,  thus  causing  rapid  drying. 
The  lead  should  be  in  greater  percentage  than  the  manganese  when  used 
together.  Zinc  sulphate,  zinc  resinate  and  lead  acetate  are  other  forms 
of  driers  which  are  used  for  special  paints. 

Paints  in  Paste  Form.  White  lead  contains  approximately  9  lb  of  oil 
to  100  lb  of  paste.  When  used  in  a  paint,  there  should  be  added  from 
4  to  5  gal  of  oil  for  reduction.  Zinc  paste  contains  approximately  16  lb 
of  oil  to  100  lb  of  pigment.  When  used,  there  should  be  added  approxi- 
mately 6  gal  of  oil  or  liquids. 

Application  of  Paint  to  Wooden  Surfaces.  For  the  application  of  paint 
to  all  types  of  new  wooden  surfaces,  the  wood  should  first  be  sandpapered 
to  remove  the  rough  spots.  Any  knots  in  the  wood  will  ultimately  come 
thru  the  paint  unless  they  are  first  treated  by  the  application  of  a  daub 
of  turpentine  or  60°  water  white  coal  tar  benzol.  When  the  knots  have 
become  softened  by  this  application,  the  paint  may  be  applied  to  the  whole 
wooden  surface.  A  bond  is  thus  formed  between  the  softened  rosin  of  the 
knots  and  the  paint.  When  the  paint  is  in  prepared  liquid  form,  from 
a  pint  to  a  quart  of  turpentine  to  the  gallon  of  paint  should  be  added  for 
the  priming  coat.  This  will  cause  greater  penetration  and  a  hard  drying 
surface.  Nail  holes,  grooves  and  cracks  should  then  be  stopped  up  with 
putty  and  the  second  and  third  coats  of  paint  applied.  I  At  least  24  hr  should 
be  allowed  between  coats.  If  a  week  is  allowed,  better  results  will  be 
obtained,  as  durability  depends  upon  obtaining  hard  undercoats.  When 
•tn  old  surface  is  to  be  repainted,  any  scaled,  blistered  or  alligatored  paint 
ihould  be  removed  by  sandpapering. 

Paint  Tests.  Large  wooden  test  structures  erected  by  the  Paint  Manu- 
facturers' Association  of  the  United  States  at  Atlantic  City,  Pittsburgh, 
Nashville  and  Washington,  and  painted  with  various  single  pigment  paints 
&s  well  as  combination  pigment  paints,  have  demonstrated  the  superiority 
>f  the  combination  pigment  paint.  The  test  fence  at  Arlington,  Va.,  erected 
t>y  the  Am.  Soc.  Test.  Mat.  has  shown  similar  results;  the  report  of  the 
nspection  committee  for  1914  including  the  following  statement:  "  The 
panels  painted  with  composite  paints  containing  both  lead  and  zinc  pig- 
ments show  superiority  to  those  painted  with  single  primary  pigments." 

Comparative  Durability  of  Paints.  The  addition  of  color  pigments  to 
pvhite  paint  increases  the  durability  at  least  25%.  For  this  reason  tinted 
paints  are  preferred  to  white  paints  wherever  durability  is  the  prime  requisite. 

Spreading  Rate  and  Cost  of  Paint.  Upon  new  surfaces,  prepared  paint 
will  usually  cover  from  300  to  350  ft  per  gal  for  the  priming  coat  and  from 
100  to  700  ft  per  gal  for  the  second  and  third  coats.  This  varies  with  the 
;ype  and  finish  of  lumber  to  be  painted.  The  cost  of  prepared  paint  aver- 
tges  about  $2  per  gal.  The  cost  of  labor  is  generally  twice  the  cost  of 
;he  paint. 

7.    Decay  and  Preservation  of  Stone  and  Masonry 

Causes  of  Decay.  The  decay  of  stone  is  due  to  constant  exposure  to 
he  elements,  cracking  caused  by  freezing  of  fissure-entrained  water,  seep- 
ige  of  water-soluble  constituents,  etc.  Porous  stones,  such  as  sandstone, 
ire  less  affected  by  freezing  than  those  having  capillary  pores,  but  are  not 
IB  durable  as  the  highly  non-porous  stones.  Granite  shows  a  porosity  of 
tbout  1%;    limestone  up  to  10%,  and  sandstone  up  to  20%. 
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Preservative  Treatment.  Stones  may  be  moisture-proofed  by  farosV 
coating  with  a  solution  made  by  dissolving  5  lb  of  paraffin  in  100  lb  ef 
bensine.  Evaporation  of  the  benzine  leaves  a  colorless  protective  coatiar, 
of  paraffin.  Another  treatment  consists  in  applying  a  solution  of  a  n*- 
tallic  salt,  such  as  chloride  of  sine,  copper,  or  calcium,  or  the  sulphate « 
aluminum  or  chromium,  and  subsequently  applying  a  coating  of  ordinal? 
soap  which  reacts  to  produce  insoluble  metallic  soaps  having  high  moiston* 
proofing  values.  Alkaline  solutions  of  casein  are  also  useful  for  this  pap- 
pose. Brush  treatment  with  coal  tar,  followed  by  daubing  with  hot  aspfcak 
compositions,  is  useful  for  waterproofing. 

Concrete  may  be  protected  from  the  effect  of  alkaline  water  contains* 
soluble  sulphates,  which  has  a  marked  disintegrating  influence,  by  the  appfie* 
tion  of  water-gas  tar.  Concrete  mixed  with  10%  of  ordinary  petrotaa 
road  oil  is  also  resistant  to  alkalis.  Portland  cement-concrete  structora 
of  all  types,  bridges,  buildings,  walls,  etc,  may  be  preserved  and  higher 
decorated  thru  the  application  of  prepared  linseed  oil  paints,  such  as  that 
outlined  under  the  protection  of  wooden  surfaces.  If  the  concrete  s 
damp  or  freshly  laid,  there  should  first  be  applied  a  20%  water  sohitw 
of  sine  sulphate  which  neutralises  any  free  lime  present,  thus  preventisi 
possible  saponification.  Two  days  later  the  paint  may  be  applied.  Prepared 
paints  containing  Chinese  wood  oil  are  also  very  useful  for  this  purpose 
especially  if  highly  glossy  surfaces  are  desired.  Waterproofing  of  under- 
ground concrete  walls  requires  the  application  of  special  bituminous  paints 
alternate  layers  of  felt,  paper  and  hot  petroleum  asphalt,  etc 

Cement  Drain  Tile.  Cement  drain  tile  that  is  to  be  laid  in  alkafiw 
soil  may  be  preserved  from  the  disintegrating  action  of  the  sodium  §■+ 
phate  by  protection  with  a  bituminous  coating.  Water-gas  tar  is  a  verr 
efficient  preservative  for  this  purpose.  The  drain  tile  may  be  dipped  is*3 
the  tar,  withdrawn  and  allowed  to  drain.  If  desired,  color  pigments,  sacs 
as  red  oxide  of  iron,  may  be  added  to  the  paint  in  order  to  give  the  tile  i 
more  pleasing  color.  Tile  treated  in  this  manner  is  very  moisture-prW 
and  resistant  to  the  action  of  alkalis. 
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VARIETY  OF  PROBLEMS 

1.    The  Rural  District 

The  Highways  in  Rural  Districts  have  until  lately  been  greatly  neglected 
►wing  to  the  facts  that  they  were  considered  matters  of  local  concern, 
liat  the  mileage  of  roads  was  great  in  proportion  to  the  number  of  abut- 
ing  owners,  and  that  the  cost  of  their  improvement  was  very  large  in 
iomparison  with  the  value  of  the  property  served  by  them.  Even  in  such 
[istricts  the  conditions  varied  greatly.  Where  land  was  productive  and 
ntensively  cultivated  and  where  markets  or  transportation  lines  to  markets 
irere  accessible,  the  cost  of  road  improvement  would  be  more  than  com- 
>ensated  for  by  the  lessened  expense  of  hauling  due  to  the  possibility  of 
greater  loads  and  better  speed,  but  no  plan  had  been  worked  out  to  secure 
itich  improvements.  Where  the  land  was  unproductive,  population  sparse, 
md  traffic  light,  the  expense  of  better  roads  was  beyond  the  means  of  the 
lifltrict.  In  either  case  the  traffic  was  almost  entirely  local  and  the  town- 
Jiip,  county  or  state  did  not  feel  called  upon  to  bear  the  cost  of   bet+A"- 
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which  did  not  promise  to  be  of  advantaae  to  tike  entire  pnliliral 
The  advent  of  the  n>  tor  vehirie  has  '^"^e**1  these 
population  it  sprea«£ng  out  mto  the  rural  districts,  frequently  to 
homes  and  more  frequently  for  their  |a>wiie  riding, 
of  agriruiture  with   better  irtmia  both  in  quantity  and 
placed  the  motor  car  within  the  reach  of  the  rural 
demands  for  general  highway  improvement  hare 
uiiaiitible. 

Slate  Aai.  The  first  response  to  tins  demand  was  thru  state  aid,  lar 
cost  of  road  improvement  being  divided  between  the  state,  the  county 
the  township,  and  in  some  cases  the  abutting  land  owners.  The 
has  been  to  consider  such  improvement*  more  and  more 
fit  and  less  and  leas  a  lo^al  obligation  until  the  state  itself  has  assumed  the 
larger  part  of  the  burden.  The  rural  districts,  including  not  only  those 
well  adapted  to  agriculture  but  those  where  the  land  values  are  B-tfig^ 
and  where  the  principal  asset  is  the  scenery,  are  being  covered  with  a  net- 
work of  improved  roads  which  will  result  in  removing  the  rwdatinn  ■ 
which  many  seemed  doomed  to  dwell  and  in  enabling  those  Irving  in  tat 
cities  and  towns  to  know  the  country  as  they  had  not  known  and  appre- 
ciated it  before.  Whether  this  work  should  be  undertaken  and  paid  for 
by  the  state  without  any  contribution  from  the  locality,  particularly  what 
the  needed  funds  are  borrowed  for  long  terms  of  years,  is  at  least  a  debat- 
able question  which  will  be  discussed  in  subsequent  articles.  While  mnea 
progress  has  been  made  in  developing  systems  of  improved  highways  m 
the  several  states,  much  still  remains  to  be  done.  In  1911  Baron  d'Eff- 
tournelles  de  Constant,  in  speaking  of  the  highway  situation  in  this  country, 
said,  "  You  have  no  real  railways  and  highways.  You  think  you  hers 
but  you  have  not.  You  have  only  fragments.  You  have  not  the  im- 
mense network  of  roads  necessary  for  the  activity  and  productivity  of 
your  country.  Get  to  work;  for  this  immense  task  you  will  never  hswj 
too  much  money,  too  many  men,  too  much  time."  In  discussing  tat 
relative  demands  for  new  highways  for  purposes  of  business  and  pleasure, 
Clifford  Richardson,  in  a  paper  presented  to  the  Third  International  Road 
Congress  held  in  London  in  1913,  distinguishes  between  what  he  calls  utili- 
ties and  satisfactions.  In  the  former  class  he  places  roads  which  are  im- 
proved in  order  to  cheapen  transportation  and  to  bring  the  producer  nearer 
to  the  market.  In  the  latter  he  includes  improvements  which  are  prompted 
by  the  demands  of  automobile  users  and  others  who  wish  to  secure  good 
roads  for  pleasure  traffic.  He  points  out  that  motor  vehicles  are  tfar 
principal  cause  of  the  rapid  deterioration  of  road  surfaces  and  that  sorb 
improvements  should  be  largely  paid  for  by  those  using  motor  can.  If 
this  be  true,  the  policy  prevailing  in  Great  Britain  of  placing  a  heavy  tat 
on  gasoline  or  petrol  apppears  effectively  to  reach  those  who  are  respon- 
sible for  the  wear  and  'ear  on  highways.  From  this  source  the  Brit** 
Government  in  1913  raided  more  than  $6  000  000,  which  sum  was  turned 
over  to  the  British  Road  Board  for  use  in  general  highway  improvement 

2.    The  Town 

In  Small  Centers  of  Population  where  there  is  a  certain  amount  of  busi- 
ness drawn  from  the  surrounding  country  and  a  considerable  community 
of  interest,  the  situation  is  different.     The  main  street  or  streets  of  the 
*"""  ™  frequented  by  nearly  all  of  the  inhabitants  and  all  have  an  inter- 
king  their  roadways  passable  and  the  roadsides  as  attractive  at 
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ostrible.  The  improvement  of  the  roads  fa  therefore  a  matter  of  general 
ublic  concern.  Many  of  these  towns  have  grown  up  about  a  village  green 
r  a  public  square  around  which,  or  sometimes  in  which,  the  town  hall  and 
he  churches  have  been  grouped.  All  of  the  public  activities,  including, 
erhaps,  recreation  and  amusement,  center  here,  and  it  will  be  conceded  that 
he  condition  in  which  the  open  space,  the  roadwayB  and  sidewalks  are 
ept  is  a  matter  of  public  concern,  and  it  is  argued  that  the  cost  of  their 
nprovement,  maintenance  and  repair  should  be  borne  by  the  town.  The 
nost  valuable  property  will  be  that  fronting  upon  this  sqftare,  so  that  if 
ks  improvement  and  upkeep  result  in  special  benefit  to  the  surrounding 
property  that  property  will  bear  a  correspondingly  large  part  of  the  burden. 
f  the  main  street  of  the  town  needs  widening,  straightening,  extending  or 
.  surface  improvement,  the  benefit  will  again  apply  to  the  entire  com- 
nuiiity.  It  fa  customary  in  such  localities  to  improve  one  Btreet  at  a  time, 
beginning  with  those  of  greatest  importance,  a  special  tax  being  levied 
or  each  improvement,  and  in  the  course  of  time  nearly  all  of  the  streets 
rQl  have  been  improved  in  turn,  each  property  owner  having  contributed 
n  proportion  to  the  value  of  his  holdings  to  the  improvement  not  only 
if  his  own  but  of  his  fellow  townsmen's  streets,  and  everybody  fa  as  well 
atisfied  as  possible  where  the  payment  of  taxes  fa  involved. 

Development  of  a  Street  System.  But  as  the  town  grows  the  number  of 
vhat  are  called  main  streets  increases;  other  centers  of  activity  or  recrea- 
ion  are  needed.  The  new  projects  will  still  result  in  some  general  benefit 
jut  in  a  large  measure  of  special  benefit.  The  effect  upon  the  property 
n  their  neighborhood  will  be  proportionately  greater  and  more  exclusive 
Jian  in  the  case  of  the  first  village  green  or  town  square.  The  entire  com- 
munity will  doubtless  feel  the  benefit  of  the  new  improvements  but  in 
ess  degree,  as  they  tend  to  create  new  centers  and  diffuse  rather  than 
xmoentrate  business  and  other  activities.  The  town  can  still  afford  to 
jontribute  toward  the  expense,  but  the  fair  portion  to  be  assumed  by  it 
nrill  be  less  in  proportion  to  the  amount  of  special  benefit  resulting  to  the 
particular  locality. 

Improvement  of  Pavements.  With  this  growth  there  fa  a  demand  for  a 
more  substantial  character  of  pavement  on  the  principal  streets.  The 
broken  stone  or  gravel  which  formerly  answered  every  purpose  must  be 
replaced  by  a  smooth  surface,  such  as  bituminous  or  brick,  and  while  the 
interest  of  the  entire  town  in  such  an  improvement  fa  still  keen,  the  benefit 
is  somewhat  more  localized  and  the  owners  of  property  on  streets  some 
blocks  away  who  use  the  original  main  street  less  frequently  are  more 
reluctant  to  contribute  towards  the  cost  of  the  new  pavement.  To  avoid 
the  burden  of  a  special  tax,  resort  fa  likely  to  be  had  to  a  loan  which  seemed 
such  an  easy  way  to  raise  money  to  pay  for  the  water  supply  or  sewers 
whieh  may  have  already  been  installed,  and  the  policy  of  borrowing  instead 
of  paying  cash  for  street  improvement  fa  inaugurated. 

3.    The  Small  City 

The  Small  City,  as  the  term  fa  here  used,  fa  one  of  less  than  100  000  popu- 
lation. The  transition  from  the  town  to  the  small  city  fa  gradual  and  the 
Hne  of  demarcation  between  the  two  fa  indefinite.  There  are  instances 
of  towns  of  15  000  or  20  000  inhabitants  which  are  called  villages  and 
are  governed  by  the  administrative  machinery  common  to  villages,  while 
many  so-called  cities  are  far  less  populous.    In  many  of  these  centers 
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population,  whether  they  are  called  villages  or  cities,  the  community  ij 
interest,  characteristic  of  earlier  days,  still  persists.  It  is  when  this 
interest  is  chiefly  concerned  with  the  larger  activities  and  enterprises, 
as  water  supply,  police  and  fire  protection,  the  disposal  of  wastes,  and  at 
care  of  dependents,  incompetents  and  criminals,  while  those  whose  beneSfe 
can  be  localised  attract  increasingly  less  general  attention,  that  the  tern 
is  classified  as  a  city.  There  will  be  a  limited  number  of  streets  in  wfaaA 
most  of  the  business  will  be  carried  on  and  the  condition  of  them  wiD  o» 
tinue  to  be  a  matter  of  general  concern.  The  people  will  have  becesc 
accustomed  to  increasing  annual  tax  budgets  and  will  not  scrutinise  thai 
as  closely  as  they  did  in  the  village  days;  they  will  probably  have  resorts! 
to  the  use  of  the  city's  credit  in  order  to  raise  funds  for  various  porposs 
and  the  annual  burden  of  providing  interest  and  sinking  funds  lor  tsei 
obligations  or  for  retiring  such  serial  bonds  as  may  have  become  doe  vi 
not  have  become  so  serious  as  to  deter  them  from  further  use  of  the  W* 
credit  in  order  to  provide  new  pavements. 

Special  Assessments  or  Loans.  Those  who  have  seen  other  streets  at 
proved  one  after  another  from  the  general  town  funds  and  have  coot* 
buted  their  share  toward  the  expense  will  resent  being  called  upon  to  psj 
for  their  own  pavements.  It  will  not  be  until  the  demands  upon  the  dtyl 
revenues  for  other  general  purposes  have  increased  to  such  a  degree  the* 
they  see  the  annual  tax  budget  growing  at  a  rate  considerably  great* 
than  the  population  that  the  necessity  of  levying  special  assessments  fa 
every  improvement  which  results  in  distinctly  local  benefit  will  be  reahsea 
The  small  city  may,  after  much  discussion,  have  resolved  to  undertsb 
the  construction  of  some  important  boulevard  or  parkway  in  coonectti 
with  the  development  of  a  park  system,  or  it  may  have  decided  that  it 
like  some  of  the  larger  cities,  should  create  a  civic  center,  and  the  mtenrf 
in  either  or  both  of  these  projects  will  be  so  general  that,  while  the  «k* 
may  be  encouraged  by  those  whose  property  will  be  required  for  the  purpo* 
or  who  may  own  property  which  will  be  substantially  increased  in  v»ha 
the  reasonableness  of  imposing  a  special  share  of  the  burden  upon  properi? 
so  affected  is  seldom  suggested  and  the  only  method  of  financing  serioefe 
considered  will  be  by  another  loan  for  which  the  credit  of  the  city  rf 
be  pledged. 

4.    The  Large  City 

Development  of  Large  Cities.  The  large  city  is  frequently  created  If 
the  consolidation  of  a  number  of  towns  and  villages  and  in  it  all  of  *■ 
conditions  described  in  the  two  preceding  Articles  will  be  found,  fr 
present  City  of  New  York,  when  established,  included  what  were  previoo*} 
three  cities  and  a  score  or  more  of  towns  and  villages.  To  administer  tk 
affairs  of  these  different  communities  under  uniform  laws  which  had  be* 
evolved  to  fit  conditions  existing  in  the  largest  city  of  the  United  Sua* 
was  one  of  the  most  difficult  problems  in  city  government  that  had  ei* 
been  presented.  There  have  been  certain  instances  of  municipal  cofipeff 
tion,  as  in  Boston,  where  a  number  of  cities  and  towns  have  been  broad* 
together  within  a  metropolitan  district  for  the  exercise  of  such  fund** 
as  the  development  of  park,  water  supply,  and  sewerage  systems,  W 
where  they  retain  their  autonomy  in  the  administration  of  their  hd 
'-*  among  which  is  included  the  construction,  maintenance  and  wf* 
-  highways.  Even  in  London  there  are  29  city  or  borough  govs* 
Tithin  the  administrative  county,  each  one  of  which  detennn* 
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rhat  sums  it  shall  spend  in  the  care  of  its  streets,  altho  the  London  County 
Jouncil  exercises  jurisdiction  over  certain  arterial  highways  and  contributes 
3  the  expense  of  their  improvement. 

Local  and  General  Assessments.  Where  highway  administration  is  cen- 
naliaed  and  conducted  under  laws  which  apply  to  the  entire  city,  parts  of 
fhich  are  intensively  developed,  others  suburban  and  still  others  rural, 
wne  very  difficult  problems  will  arise.  Streets  in  the  older  parts  of  the 
rty  may  have  been  paved  and  repaved  with  substantial  pavement  at  the 
cpense  of  the  abutting  owners  until  it  is  believed  inequitable  to  ask  them 

>  pay  for  any  more  surface  improvements,  and  laws  may  have  been  passed 
xrbtdding  further  paving  assessments  where  a  modern  pavement  has  once 
een  laid  and  paid  for  by  local  assessment.  The  taxpayers  in  a  suburban 
Lstrict,  where  the  streets  may  have  been  improved  in  the  manner  described 
i  Art.  2,  are  likely  to  insist  that  they,  too,  have  paid  for  road  surfaces  which 
ere  adapted  to  their  needs  and,  inasmuch  as  they  are  called  upon  to  con- 
ibute  to  the  cost  of  pavement  renewals  in  the  older  parts  of  the  city, 
ley  are  entitled  to  the  same  consideration.  In  the  undeveloped  sections 
here  no  pavements  have  yet  been  laid,  efforts  will  be  made  to  secure  for 
le  first  pavement  the  cheapest  type  which  can  be  constructed  and  which 
ill  still  exempt  them  from  further  assessment. 

Classification  of  Pavements.  In  New  York,  where  there  is  a  prohibition 
gainst  assessments  for  repaying,  an  attempt  has  been  made  by  statute 

>  meet  such  cases  by  classifying  pavements  into  those  which  are  perma- 
snt  and  those  which  are  preliminary,  the  term  permanent  not  being  used 
i  a  literal  sense  but  as  indicating  the  character  of  pavement'  which  will 
Eempt  the  abutting  owners  from  further  assessment. 

New  York  Charter  Provision.  "  Pavements  which  were  laid  or  author- 
ed between  January  1,  1898,  and  June  20,  1910,  the  cost  of  which  was 
Bessed  upon  the  property  deemed  to  be  benefited,  and  pavements,  the 
Nst  of  which  was  paid  for  by  assessment,  or  by  the  owners  of  adjoining 
roperty,  or  by  local  taxation,  or  by  bond  issues  paid  by  the  locality  prior 

>  January  1,  1898,  shall  be  deemed  to  be  permanent  pavements.  No  street 
'  portion  thereof,  that  shall  have  been  paved  with  a  pavement  deemed 
permanent  pavement  or  that  hereafter  may  be  paved  with  a  permanent 
tvement  paid  for  wholly  by  assessment  shall  be  repaved  at  the  expense 

the  adjoining  property  owners,  unless  a  majority  of  the  owners  of  the 
operty  on  the  line  of  the  proposed  improvement  shall  petition  for  such 
paving  at  their  expense  by  assessment.  Whenever  a  street  paved  with 
preliminary  pavement  shall  be  repaved,  the  repaving  shall  be  done  with 
permanent  pavement,  unless  the  owners  of  property  on  the  line  of  the 
opoeed  improvement  petition  the  Local  Board  having  jurisdiction  for  a 
Dond  preliminary  pavement,  to  be  laid  at  the  expense,  by  assessment, 

the  adjoining  property  owners,  and  in  such  event  a  second  preliminary 
,vement  shall  be  laid  if  said  Local  Board  so  orders,  and  the  Board  of 
itixnate  and  Apportionment  consents.  Whenever  a  permanent  pavement 
all  be  laid  to  replace  a  preliminary  pavement  laid,  in  whole  or  in  part, 

the  expense  of  the  property  owners  by  assessment  or  to  replace  a  per- 
»j*ent  pavement  laid  at  the  expense,  in  part  only,  of  the  property  owners 
•  assessment  and  the  cost  of  the  replacing  pavement  shall  exceed  the 
aount  assessed  upon  the  property  deemed  to  have  been  benefited  for 
a  pavement  replaced,  the  excess  of  such  cost  shall  be  assessed  upon  the 
pperty  deemed  to  be  benefited,  and  the  balance  of  the  cost  of  the  replac- 
g  pavement  shall  be  borne  and  paid  by  the  city;   but  in  no  case  shall 
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the  cost  of  a  second  or  subsequent  preliminary  pavement  be  so  uedmnl 
from  the  amount  to  be  assessed  for  the  laying  of  a  permanent  parens* 
The  class  of  a  pavement  shall  not  be  chanced  after  the  same  is  laid." 

Classification  adopted  by  the  Board  of  E»**m^  and  Apportions*^ 
acting  under  authority  given  by  the  act. 

Permanent  pavements.  The  following  pavements  laid  on  a  Poross! 
cement-concrete  foundation  6  in  or  more  in  thickness:  Stone  block,  voej| 
block,  asphalt  block  not  less  than  3  in  in  thickness;  sheet-asphalt  «■% 
wearing  surface  not  less  than  2  in  in  thickness  and  binder  not  less  ta* 
1  in  thick,  vitrified  brick  and  iron  slag. 

Preliminary  pavements.  Stone  block  on  sand  foundation.  asptit 
block  not  less  than  2  in  in  thickness  laid  on  a  cement-concrete  foondatsn 
not  less  than  4  in  thick,  sheet-asphalt  laid  on  a  cement-concrete  fouadiBSi 
not  less  than  4  in  thick,  bituminous  concrete  and  bituminous  macadam;  akq 
cement-concrete  and  water-bound  broken  stone,  not  less  than  6  in  thick, 
under  conditions  to  be  prescribed  by  the  Board.  It  will  be  seen  that  fc 
statute  arbitrarily  classifies  as  permanent  all  pavements  which  were  Ul 
before  a  certain  date  and  paid  for  in  a  certain  manner  with  no  renal 
whatever  for  the  foundation,  the  materials  used  or  the  character  of  tfe 
work. 

Boulevards  and  Parkways.  Every  large  city  has  certain  wide  sue* 
which  are  described  as  boulevards  or  parkways,  the  improvement  of  vssk 
is  usually  carried  out  at  the  expense  of  the  city  at  large  under  the  theatg 
that  they  are  of  general  benefit.  Such  streets  and  even  others  which,  bj 
reason  of  their  widths  and  positions,  are  by  no  means  exceptional  ** 
sometimes  placed  under  the  jurisdiction  and  control  of  the  park  autbft* 
ties  for  the  sole  reason  that  they  may,  as  a  result  of  such  control,  be  im- 
proved at  general  expense  and  the  abutting  owners  may  escape  the  burin 
of  assessment  which,  under  other  circumstances,  would  be  placed  up* 
them. 

Streets  in  the  Office  Building,  Shopping  and  Hotel  Districts  are  »  •*- 
erally  used  that  it  is  commonly  conceded  that  their  repaying  is  a  prop* 
charge  against  the  city  as  a  whole.  It  is  true  that  the  most  expeos* 
property  in  the  city  and  the  greatest  producers  of  revenue  from  timtisi 
are  found  in  these  districts  and  their  contribution  to  the  general  city  bmVj 
get  is  so  large  that  it  is  reasonably  argued  that  they  are  entitled  to  eanfi 
tion  from  local  assessment  for  the  replacement  of  pavements.  But  ds, 
demands  upon  the  city's  resources  are  so  great  that  repaving  cannot  ahnfj 
be  done  as  promptly  as  it  is  actually  needed.  The  value  to  such  propertyd 
thoroly  good,  smooth  and  quiet  pavements  is  so  great  that  the  cost  of  «• 
frequent  renewals  as  would  always  keep  them  in  the  best  of 
would,  if  imposed  entirely  upon  the  owners,  be  trifling  in  comparison 
the  added  attractiveness  to  tenants,  shoppers  and  guests  and  the  h 
rentals  which  the  property  would  command. 

6.    Responsibilities  of  the  Highway  Engineer 

Province  of  the  Highway  Engineer.    The  preceding  outline  of  the 
— -i  problems  of  financing  highway  improvements  and  the  more 
•"oris  in  the  following  Articles  may  be  thought  to  be  outside  the 
he  highway  engineer.     There  is  a  notion  quite  generally 
ong  engineers  themselves,  that  their  proper  function  is  to 
ite  the  work,  but  that  the  duty  of  determining  general  pofeas* 
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lore  particularly  those  relating  to  financial  considerations,  belongs  to  the 
dministrative  heads  of  the  highway  department  whether  of  a  state,  county, 
jwnship  or  city.  Such  officials  are  commonly  appointed  for  brief  terms 
f  office  or,  when  the  term  is  nominally  longer,  some  excuse  is  quite  fre- 
uently  found  for  terminating  it  after  a  change  in  administration.  Each 
ew  commissioner  or  superintendent,  or  whatever  he  may  be  called,  will 
ave  some  ideas  of  his  own  even  tho,  as  is  too  frequently  the  case,  he  may 
d  entirely  inexperienced  in  this  kind  of  work.  His  ambition  is  to  impress 
lese  ideas  upon  the  organisation  of  which  he  is  the  head  for  the  time 
rang  and  he  may  think  it  especially  desirable  to  discredit  the  acts  and 
Dlicies  of  his  immediate  predecessor. 
The  Highway  Engineer  as  a  Subordinate.    The  engineer,  who,  tho  likely 

>  be  continued  in  office,  is  merely  a  part  of  the  permanent  organisation* 
quite  likely  to  accept  the  new  ideas  as  to  organisation  or  methods  of  financ- 
g  as  an  incident  to  a  change  of  administration,  even  tho  he  knows  them 

>  be  essentially  unsound.  Should  he  allow  what  he  knows  to  be  unsound 
lancial  methods  to  be  adopted  without  entering  a  vigorous  protest?  If  con* 
acts  and  specifications  were  prepared  that  would  be  obviously  wasteful 
*  needlessly  expensive  or  would  probably  result  in  damage  claims  or  liti- 
ktion  which  would  increase  the  cost  of  the  work,  he  would  doubtless  feel 

his  duty  to  point  out  their  defects.  There  is  no  reason  why  he  should 
>t  similarly  protest  against  unsound  and  reckless  plans  for  the  financing 

highway  improvements.  His  advice  may  not  be  taken  the  first  time 
ich  objections  are  made,  but  they  should  be  placed  on  record  and  when 
eir  soundness  shall  have  been  demonstrated  his  next  protests  are  likely 

receive  more  consideration.  Engineers  appear  altogether  too  timid 
tout  discussing  such  features  of  their  work  in  their  periodical  reports, 
ley  are  usually  ready  enough  to  discuss  what  are  commonly  admitted 

be  the  strictly  engineering  features  of  their  work  and  are  beginning  to 
chide  such  subjects  as  the  organisation  of  the  engineering  staff  and  cost 
,tat  but  the  questions  of  how  the  state  or  the  city  or  the  individual  prop- 
by  owner  who  is  benefited  is  to  pay  for  the  work,  the  relation  of  the  life 

the  road  or  pavement  to  the  period  during  which  it  is  to  be  paid  for, 
d  just  what  this  means  to  the  state,  the  city  or  the  individual,  are  sub- 
sts  which  he  discreetly  avoids.  His  experience  should,  however,  render 
xi  peculiarly  well  qualified  to  discuss  and  advise  upon  these  subjects. 
lere  have  been  frequent  instances  of  the  greatest  recklessness  in  finano- 
g  highway  improvements,  and  in  many  cases  these  questions  have  been 
termined  by  legislative  enactments  before  the  engineer  has  had  any 
anection  with  the*  work.  Such  improvements  are  now  being  carried 
t  on  a  much  larger  scale  than  they  formerly  were  and  by  organizations 
ich  are  in  existence  and  well  developed  and  which  have  ample  oppor- 
nity  to  impress  their  ideas  upon  the  entire  project  in  its  financial  as 
11  as  its  engineering  features. 

Responsibility  of  Highway  Engineers.  The  engineer  has  a  distinct 
ponsibility  for  every  phase  of  the  work  and  he  should  not  shirk  it  If 
» road-improvement  or  street-paving  policy  is  discredited  thru  bad  financ* 
;  or  an  unjust  distribution  of  the  burden  of  expense,  if  the  funds  are 
id  to  create  an  extensive  system  of  highways  and  nothing  is  left  to  care 

them  after  they  are  built,  if  the  people  who  are  now  insistent  upon 
£*way  improvement  find  that  the  roads  and  streets  are  worn  out  years 
ore  they  have  finished  paying  for  them,  the  public  may  conclude  that 

>  benefits  they  expected  are  not  worth  the  price  they  have  to  pay  and 
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will  refuse  to  go  further.  The  engineers  as  well  as  the  adnrimstnM 
officers  will  suffer  from  such  an  unfortunate  situation,  so  that  setf-intost 
as  well  as  professional  pride  should  prompt  them  to  assume  a  strap 
position  than  they  have  heretofore  taken  with  respect  to  this  phasrit 
the  highway  problem. 

METHODS  OF  FINANCING 
6.    Long-Term  Bonds 

Present  and  Future  Benefit  The  argument  most  frequently  adrsasd 
against  the  assessment  directly  upon  the  abutting  property  of  the  cart  d 
highway  improvements  is  not  only  that  all  street  improvements  are  d 
general  benefit  but  that  the  benefit  will  mure  to  the  next  generatwa  * 
well  as  to  the  present  owners,  and  that  the  next  generation  should  the* 
fore  share  the  burden.  This  argument  is  made  not  only  with  resped  * 
the  acquisition  of  property  for  new  streets  and  for  the  widening  and  stnigfc- 
ening  of  old  streets,  which  are  permanent  improvements,  and  for  gndsfi 
surface  drainage,  culverts  and  bridges,  which  are  reasonably  permus*! 
but  also  for  the  cost  of  the  pavement  itself.  The  most  effective  way  « 
accomplish  this  transfer  of  the  burden  or  a  greater  part  of  it  to  some* 
else  is  to  raise  the  money  required  for  the  improvement  by  the  iaffyd 
bonds,  and  the  temptation  is  to  make  these  obligations  run  for  a  long  te* 
frequently  50  years. 

Increased  Cost  when  Bond  Issues  are  Used.  With  interest  at  4  or  4H% 
as  has  frequently  been  paid,  the  total  interest  payments  would  be  tnM 
or  two  and  one-quarter  times  the  actual  cost  of  the  work.  The  avs^ 
amortization  charges  for  50  years  on  a  3%  basis  would  be  0.89%,  so  thai 
for  every  $1000  of  original  cost  the  city  or  the  state  would  pay  $2445  a 
the  case  of  4%  bonds  and  $2695  in  the  case  of  4%%  bonds.  Bat  tk 
roadway  surface  will  have  worn  out  long  before  the  expiration  of  the  31 
year  period,  yet  the  public  at  large  will  keep  on  paying.  If  this  ape* 
ently  easy  way  of  paying  for  street  improvements  is  once  begun  it  is  HUb 
to  be  continued  and  to  be  applied  to  the  payment  of  the  cost  of  reptaN 
worn-out  surfaces.  There  are  many  cases  where  pavements  on  corns*] 
roads  and  city  streets  will  not  last  more  than  ten  years,  and  if  this  posts 
of  financing  is  continued  the  public  will  after  40  years  be  paying  for  fr 
different  pavements,  four  of  which  will  have  entirely  disappeared  s* 
the  annual  expense  during  the  decade  from  40  to  50  ye/os  after  the  orisi* 
pavement  was  laid  will  be  24.45  or  26.95%  of  its  original  cost,  depeads] 
upon  whether  the  bonds  carry  4  or  4>£%  interest.  The  above  estim** 
relate  only  to  the  surface  pavement  itself  and  not  to  the  more  penwa* 
portions  of  the  work  which  will  have  a  life  much  greater  than  10  jtsfl 
In  the  case  of  rural  highways  the  results  of  this  policy  are  equally  startM 
Road  improvements  which  are  now  being  carried  out  in  many  states 
from  $12  000  to  $20  000  a  mile  and  in  some  cases  even  more.  With 
bonds  bearing  4%  interest,  the  total  interest  and  amortization  charges 
a  period  of  50  years  will  amount  to  $29  340  or  $48  900  a  mile  for  an 
cost  of  $12  000  or  $20  000.  This  would  amount  to  from  $46  to  $ft 
for  all  of  the  land  within  half  a  mile  on  each  side  of  the  road, 
are  commonly  16  ft  wide,  which  is  equivalent  to  9387  sq  yd  of 
>r  mile  of  road,  and  the  surface  of  bituminous  macadam  roads  erf 
common  use  may  be  assumed  to  cost  an  average  of  5  cents  a  S4 
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vr  maintenance  and  repair  during  the  first  10  years,  and  to  require 
implete  resurfacing  at  the  expiration  of  that  period.  Assuming  that 
ich  resurfacing  costs  60  cents  a  sq  yd,  the  cost  of  maintenance  for 
ve  10-year  periods  and  of  four  renewals  would  amount  to  $4.90  a  sq  yd 
r  $45  996.30  a  mile.  If  this  be  added  to  the  total  interest  and  amorti- 
ition  charges,  the  cost  of  these  roads  before  they  are  finally  paid  for 
ould  be  $75  336.30  in  the  case  of  a  road  which  originally  cost  $12  000 
mile,  or  $94  896.30  if  the  initial  cost  were  $20  000  a  mile,  these  totals 
nounting  to  $118  or  $148  an  acre  for  the  area  extending  %  mile  on 
ich  side. 

Bond  Issues  for  Surface  Renewals.  If  the  state  were  to  raise  the  funds 
t  the  decennial  renewals  by  50-year  bonds  instead  of  providing  it  in  the 
lnual  budget,  it  would  at  the  end  of  50  years  have  saved  $22  528.80  a 
ile  in  direct  appropriation  for  four  surface  renewals  but  it  would  have 
lid  $27541.46  in  interest  and  amortization  charges,  making  the  total 
at   of  the  road  $80  348.96  or  $99  908.96  a  mile,  which  is  equal   to  $126 

•  $159  an  acre  for  the  area  already  described,  while  there  will  still  be  the 
an  of  $27  541.46  a  mile  in  interest  and  amortization  charges  on  the  funds 
>rrowed  for  periodical  renewals  which  will  not  be  entirely  paid  off  for 
lother  40  years. 

Halation  of  Total  Cost  to  Land  Values.  The  acreage  value  of  the. land 
ong  such  roads  will  be  far  less  than  the  sums  above  named,  while  the 
■stem  of  financing  road  improvements  in  this  manner  is  so  monstrously 
wurd  that  it  is  surprising  that  it  should  even  have  been  considered.  Yet 
eat  cities  and  states  have  started  comprehensive  schemes  of  street  and 
ad  improvement  on  this  very  basis.  The  folly  of  such  a  policy  will 
idoubtedly  be  apparent  before  they  have  gone  much  further. 

7.    Short-Term  Bonds 

Advantages  of  Short-Term  Bonds  when  issued  for  highway  improvement 
ay  be  generally  considered  as  those  whose  term  will  approximately  corre- 
ond  with  the  life  of  the  improvement  for  which  the  funds  are  to  pay, 
that  the  road  will  not  be  worn  out  before  it  is  completely  paid  for.  Some 
•rtions  of  the  work  will  last  longer  than  others,  and  bonds  which  will 
rrespond  in  their  term  with  the  average  life  of  the  improvement  may 
operly  be  considered  short-term  bonds.  In  the  case  of  a  road  improve- 
ant  which  is  to  be  entirely  paid  for  by  bond  issues,  if  20%  of  the  cost 
represented  by  such  expenses  as  widening,  grading  and  substantial  cul- 
rts,  that  portion  may  be  considered  as  virtually  permanent,  and  50  years 
mid  not  be  an  unreasonable  time  in  which  to  pay  for  it;  if  20%  were 
r  curbing  and  for  gutter  paving  which  might  be  expected  to  last  for  20 
ars,  bonds  issued  for  a  corresponding  term  for  this  part  of  the  work 
mid  be  fair  and  reasonable;   if  the  road  surface  represented  the  remain- 

5  60%  of  the  coat  and  the  surface  would  require  replacing  in  ten  years, 
would  be  unwise  to  borrow  the  money  to  pay  for  that  part  of  the  work 

•  a  longer  period.  The  average  life  of  the  entire  improvement  might 
such  a  case  be  considered  20  years  and  it  might  therefore  be  considered 
r  to  issue  20^68^  bonds  to  pay  for  it.     There  is  a  fallacy,  however,  in 

6  argument  as  the  interest  and  amortization  charges  will  be  constant 

•  the  entire  20-year  period,  notwithstanding  the  fact  that  a  part  of  the 
•rk,  representing  60%  of  the  total  cost,  will  have  been  worn  out  in  half 
it  time,  altho  there  will  still  remain  a  portion  representing  20%  of  tu 
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total  cost  which  will  last  for  30  yean  after  it  is  entirely  paid  foe.  A  nsi 
conservative  plan  would  therefore  be  to  limit  the  bonde  to  15  years  * 
improvement  of  the  kind  described. 

the  first  pavement  is  commonly  ■airew  il  upon  the  abutting  property  ad 
the  city  at  large  pays  lor  replacements,  and  the  funds  for  the  purpo*  *i 
almost  always  raised  by  bond  issues.  While  the  life  of  such  paveastf 
varies  greatly,  depending  upon  their  character,  the  kind  of  fbandaMi 
used,  and  the  interna ty  of  the  traffic  to  which  they  are  subjected,  it  is  pay- 
able that  their  average  life  will  not  exceed  15  years,  and  this  period  Ml 
a  logical  one  for  the  term  of  the  obligations  which  may  be  issued  to  p* 
vide  f unds  for  their  construction.  Amortisation  charges  for  this  period  si 
a  3%  basis  amount  to  5.38%,  while  bonds  for  so  short  a  term  wiD  probsty 
carry  4^%  interest  at  the  present  time,  making  the  total  annul  cc* 
tribution  to  care  for  them  at  maturity  9.88%.  If  'the  bonds  are  far  la) 
10  years  and  carry  4>£ %  interest,  the  annual  payments  for  interact  a* 
sinking  fund  would  be  13.22%.  As  the  terms  of  the  bonds  are  shortest 
the  total  annual  expense  grows  impressively  larger  but  it  must  be  iena* 
bered  that  there  is  less  overlapping  of  the  different  issues  and,  after  tife 
policy  of  paying  for  highway  improvements  by  bond  issues  has  been  £ 
lowed  for  a  period  corresponding  with  the  term  of  the  bonds,  the  Msl 
amount  to  be  provided  to  care  for  the  outstanding  debt  will  be  coos**1 
ably  less  in  the  case  of  the  short-term  bonds.  For  instance,  if  a  coosoaj 
sum  of  $200  000  a  year  were  borrowed  for  highway  improvements  saJil 
60-year  bonds  were  issued  for  the  purpose,  at  the  end  of  50  years  thai 
would  be  $10  000  000  of  these  bonds  outstanding,  and  during  this  taw; 
the  annual  interest  and  amortisation  charges  would  gradually  isoaa 
until  it  reached  $489  000,  when  it  would  remain  constant.  If,  bo****) 
the  funds  were  raised  by  the  issue  of  10-year  bonds,  there' would  be  S3  00 
000  outstanding  at  the  end  of  10  years,  during  which  time  the  annual*' 
tereat  and  sinking-fund  charges  would  increase  until  at  the  tenth  J9i 
they  reached  $264  400,  when  they  too  would  remain  constant.  Under  tk 
latter  policy  there  would  at  the  end  of  50  years  be  an  annual  saving  tow. 
taxpayers  of  $224  600  a  year.  It  may  be  said  that  these  periods  »»* 
long  that  such  a  discussion  is  academic,  but  street  and  road  unprovenf4 
are  going  to  continue  for  an  indefinite  time,  our  cities  and  states  W 
to  remain  solvent  and  must  meet  their  financial  obligations,  and  ddfl 
of  this  kind  must  be  paid  in  full,  so  that  the  actual  facts  should  be  apod] 
faced. 

Heed  of  Control  over  Methods  of  Financing.    In  the  United  States  u* 

is  no  limitation  placed  upon  the  terms  for  which  our  cities  and  states* 

borrow  money  other  than  the  willingness  of  the  investing  public  to 

their  obligations.     The  need  of  some  controlling  authority  is 

obvious.     This  frequently  exists  in  other  countries.     In  Great  BriU*J 

is  vested  in  the  Local  Government  Board,  which  is  a  Cabinet  dej 

and  the  consent  of  which  is  required  before  any  city,  town  or  county 

issue  its  debentures.     All  of  the  facts  must  be  submitted  to  this 

including  a  statement  of  the  purpose  of  the  loan,  a  description  of  the- 

provements  to  be  undertaken,  an  estimate  of  the  cost,  and  the 

of  each  particular  part  of  the  work,  and  the  Board  in  giving  its 

necifies  the  term  for  which  the  funds  may  be  borrowed,  such 

•ending  as  nearly  as  possible  with  the  reasonably  estimated  fiaj 

icture  or  work. 
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8.    Serial  Bonds 

Advantages  and  Disadvantages.  To  distribute  the  cost  of  street  or  road 
mprovements  over  a  term  of  years  and  at  the  same  time  to  avoid  the 
lecessity  of  accumulating  large  sinking  funds  which  return  small  rates  of 
nterest,  resort  is  frequently  had  to  serial  bonds.  In  this  case  provision 
oust  be  made  for  retiring  a  certain  part  of  the  issue  each  year  and  for 
nterest  on  the  bonds  which  remain  outstanding.  If  $100  000  of  4%  bonds 
re  issued  in  serial  form,  $4000  falling  due  each  year,  the  provision  which 
nust  be  made  to  care  for  bonds  to  be  retired  and  interest  on  those  out- 
tanding  will  be  as  follows:  first  year,  $8000;  eleventh  year,  $6400;  twenty- 
rot  year,  $4800;  twenty-fifth  year,  $4160.  One  advantage  of  this  plan 
I  that  as  part  of  the  work  is  worn  out  and  the  value  of  the  improvement 
teoomes  less  there  is  a  corresponding  reduction  in  the  annual  burden, 
t  is  important,  however,  that  the  series  shall  be  so  arranged  that  the 
mount  outstanding  at  any  time  shall  not  exceed  the  actual  value  of  the 
riginal  improvement  at  that  time.     When  serial  bonds  are  issued  in  such 

manner  that  the  last  bonds  will  not  be  retired  for  a  long  term  of  years, 
r  a  term  far  in  excess  of  the  probable  life  of  a  large  portion  of  the  work, 
be  plan  is  uneconomic  and  pernicious. 

Maine  Plan.  A  novel  scheme  for  financing  road  improvements  is  that 
iopted  by  the  State  of  Maine.  Under  a  law  enacted  in  1913,  serial  bonds, 
le  last  of  any  series  being  payable  within  41  years,  were  authorized  to 
s  issued  in  amounts  not  exceeding  $500  000  in  any  one  year,  with  the 
revision  that  not  more  than  $2  000  000  of  these  bonds  should  be  out- 
sanding  at  any  one  time,  the  bonds  bearing  interest  not  exceeding  4%. 
he  extraordinary  provision  of  this  law  is  that  these  bonds  are  to  be  cared 
►r  from  the  receipts^  for  automobile  licenses.  With  $2  000  000  of  bonds 
itstanding  and  one-fortieth  of  this  sum  to  be  retired  in  any  one  year, 
L30  000  would  have  to  be  provided  annually  for  interest  on  the  outstandi- 
ng bonds  and  for  the  retirement  of  those  falling  due.  In  1012  the  receipts 
om  automobile  license  fees  was  about  $100  000.  This  sum  was  increased 
Le  following  year  to  $140  000  and  in  1914  to  about  $180  000.  If  these 
creases  continue  there  would  appear  to  be  some  margin  which  could  be 
rvoted  to  the  annual  expenses  of  the  repair  and  maintenance  of  these 
ads,  but  the  capitalization  of  estimated  receipts  from  this  source,  which 
•udence  would  dictate  should  be  devoted  to  upkeep,  appears  to  be  a 
mgerous  method  of  financing  road  improvements,  especially  in  view  of 
«  fact  that  it  is  highly  probable  that,  before  the  last  of  any  series  will 
►  retired,  it  will  become  necessary  to  replace  the  road  surface  several 
nee.  and  to  meet  this  expense  the  entire  receipts  from  automobile  licenses 
-er  and  above  the  amount  required  to  care  for  the  bonds  would  doubtless 
i  required,  and  even  this  would  probably  be  found  inadequate. 
Maryland  Plan.     In  marked  contrast  with  this  is  the  policy  of  the  State 

Maryland,  which  is  paying  for  its  highway  improvements  by  15-year 
<nds,  so  that  when  the  road  surfaces  are  worn  out  there  will  be  little, 
any,  outstanding  debt  incurred  on  their  account,  provided  that  such 
aewals  of  the  surface  as  may  be  required  before  that  time  are  paid  for 
Mm  general  appropriations. 
Application  to  County-Road  System  in  Illinois.    An  excellent  illustration 

the  use  of  the  serial-bond  plan  to  finance  a  syBtem  of  highways  is  that 
opted  by  one  of  the  counties  in  Illinois,  where  4%  bonds  to  the  amoun+ 
SI  500  00fl  have  been  authorized  for  a  system  of  county  roads:  $75  Q 
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worth  of  these  bonds  is  to  be  retired  each  year  so  that  at  the  end  of  1 
years  the  roads  will  have  been  paid  for.  It  has  been  estimated  that  ta 
annual  cost  of  providing  this  road  system  per  acre  of  farm  land,  Idas' 
has  an  assessed  value  of  a  little  over  $30  an  acre,  will  be  a  m&xunam  • 
10  Y%  cents  in  the  third  year,  when  the  entire  improvement  will  have  baa 
completed  and  the  interest  charges  reach  a  maximum,  and  that  this  «3 
gradually  decrease  until  in  the  twentieth  and  final  year  the  cost  for  ess 
acre  of  farm  land  will  be  but  Q%  cents. 

9.    Annual  Appropriations 

Changing  from  Credit  to  Cash  System.  When  highway  improverosS 
are  not  paid  for  with  borrowed  money,  that  is,  when  they  are  paid  for  fl 
cash,  resort  must  be  had  to  taxation,  the  amount  to  be  expended  each  jw 
being  included  in  the  annual  budget.  It  is  apparently  so  much  easkr  1 
pay  with  borrowed  money  with  the  idea  that  the  next  generation  sbodi 
share  the  expense,  and  those  responsible  for  budget  making  are  so  as 
tive  to  the  criticism  that  invariably  follows  an  increase  in  the  tax  «e> 
that  it  is  difficult  to  secure  adequate  budgetary  appropriations  for  hisV 
way  improvements.  After  a  long  period  of  borrowing  and  when  previa* 
for  interest  and  sinking-fund  charges  represent  a  large  part  of  the  assfl 
tax  budget,  the  need  of  a  change  of  policy  becomes  obvious,  but  was* 
long  period  of  payments  on  outstanding  obligations  to  look  forward  * 
it  is  difficult  to  change  to  such  a  basis. 

New  York's  "  Pay-As- You-Go »  Plan.  The  City  of  New  York  hi 
issued  its  bonds  to  such  an  extent  that  the  debt  service,,  or  the  ass* 
interest  and  amortisation  charges,  amounted  to  37%  of  the  total  as 
raised  by  taxation  in  1914.  A  change  in  policy  was  then  determined  sj* 
to  be  brought  about  in  4  years  in  the  following  manner:  For  all  rewssi 
producing  enterprises,  such  as  water  supply,  transit  lines  and  impro* 
ments  of  the  water  front,  50-year  bonds  are  to  be  issued  as  heretofaa1 
for  all  non-productive  improvements,  such  as  repavements,  bridges  si 
public  buildings,  three-fourths  of  the  funds  required  during  1915  ant 
be  raised  by  the  issue  of  15-year  bonds  and  one-fourth  by  short-term  kn 
provided  for  in  the  tax  budget  for  the  following  year.  During  the  1* 
1916  one-half  of  the  funds  needed  for  these  purposes  are  to  be  raised  I 
the  issue  of  15-year  bonds  and  one-half  by  short-term  notes  provided  ft 
in  the  budget  for  the  following  year.  In  1917  one-fourth  of  the  rtqSi 
ments  will  be  met  by  the  sale  of  15-year  bonds  and  three-fourths  wsl 
paid  for  as  above  described,  which  is  equivalent  to  cash;  while  in  tf 
and  thereafter  the  entire  expenditures  for  non-revenue-producing  imp** 
ments  will  be  paid  for  without  incurring  any  bonded  debt.  Inassi 
as  a  very  large  proportion  of  the  outstanding  debt  of  New  York  City*" 
run  for  from  30  to  50  years,  the  debt  service  budget  will  decrease  alj 
slowly  and  the  change  to  a  cash  basis  will  necessarily  involve  a  substtat 
increase  in  the  tax  rate.  This  is  a  fair  illustration  of  the  difficulty  of  cist 
ing  from  a  credit  to  a  cash  basis  in  financing  improvements  which  d»l 
uroduce  any  direct  revenue.  j 

ompt  Completion  of  Highway  System.  In  small  cities,  where  the  Jj 
'  pavements  is  small  and  a  considerable  annual  expenditure  f*l 
rots  is  not  needed,  the  advantages  of  budgetary  appropriatkael 
bvious,  but  in  a  large  city  or  a  state,  where  the  annual  expendM 
y  to  run  into  the  millions,  they  are  quite  apparent.     It  was  sv 
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1  Art.  7  that  in  10  years  after  the  commencement  of  yearly  issues  of  10- 
ear  bonds  the  annual  debt  charges  would  exceed  budgetary  appropriations 

>  the  same  amount  by  32.2%,  while  in  the  case  of  50-year  bonds  it  will 
e  found  that  20  years  after  beginning  to  raise  funds  in  this  way  the  interest 
nd  sinking-fund  charges  will  almost  exactly  equal  the  annual  cash  expen- 
iture  and  from  then  on  it  will  exceed  it  by  an  increasing  percentage  every 
ear  for  another  30  years.  Ten  or  even  20  years  are  very  short  periods 
i  the  life  of  a  city.  The  creation  of  a  state  system  of  highways  is  some- 
hat  different.  There  are  insistent  demands  that  such  a  system  be  devel- 
ped  within  a  very,  few  years.  Annual  appropriations  to  the  amount 
squired  to  provide  such  a  system  in,  say,  5  years  would  be  out  of  the 
uestion.  The  people  of  the  State  of  New  York,  for  instance,  voted 
SO  000  000  of  bonds  for  highway  improvements  in  1905  and  another 
$0  000  000  in  1912,  all  of  these  bonds  running  for  50  years.  If  they 
*y  4%,  this  will  mean  an  annual  tax  of  $4  890  000  for  interest  and  sdnkLng- 
ind  charges  for  two  generations,  to  say  nothing  of  the  huge  budget  required 
«■  maintenance  and  periodic  renewal  of  the  road  surfaces.  Yet  annual 
ppropriations  of  this  sum  would  have  provided  the  same  system  of  im- 
roved  roads  in  20  years  and  there  would  have  been  no  debt  saddled  upon 
le  next  generation.  The  immense  sum  authorized  to  be  raised  by  bonds 
mid  not  be  effectively  expended  in  less  than  10  years,  or  half  the  time 
ithin  which  the  entire  improvement  could  have  been  carried  out  at  no 
neater  annual  burden  and  without  a  dollar  of  debt. 

10.'  Local  Assessments 

Roads.    In  view  of  the  enormous  demands  upon  the  resources  of  cities 
id  states  for  purposes  which  are  of  general  benefit,  it  is  necessary  either 

>  find  new  sources  of  revenue  by  means  of  special  taxes  or  to  raise  at 
ast  a  part  of  the  cost  of  improvements  which  are  of  local  benefit  by  direct 
nessment  upon  the  property  so  benefited.  Few,  if  any,  improvements 
tvolve  so  large  a  proportion  of  direct  benefit  as  those  relating  to  high- 
ays.  In  the  rural  districts  the  property  fronting  upon  the  roads  is  of 
ich  relatively  low  value  that  assessments  for  any  considerable  portion 
'  the  cost  of  their  improvement  cannot  be  imposed  upon  it,  but  the  county 
id  township  could  properly  be  required  to  share  the  burden  with  the 
ate  and  a  small  assessment  could  with  equal  propriety  be  placed  upon 
ie  land  fronting  upon  the  road.  This  was  the  theory  of  the  first  state 
d  laws  and  it  was  so  sound  and  just  that  it  seems  unwise  to  have  aban- 
>ned  it.  Improvements  under  this  law,  however,  were  initiated  upon 
station  and  the  improved  sections  of  road  were  not  contiguous,  while  the 
imands  were  insistent  for  a  complete  system  of  good  roads  traversing 
ie  state  in  all  directions,  and  to  meet  these  demands  the  state  itself  was 
>liged  to  undertake  the  task  of  providing  a  comprehensive  system  of  good 
ghwayB  without  depending  upon  the  local  authorities. 

Streets.  In  cities  the  conditions  are  different.  The  abutting  property 
so  valuable  that  the  cost  of  good  pavements  is  but  a  small  proportion 
1  the  land  values,  while  that  value  is  at  once  further  increased  as  a 
suit  of  the  improvement.  In  most  large  cities  the  entire  cost  of  the 
vt  pavement  is  assessed  directly  upon  the  property,  and  in  some  cases 
be  cost  of  repaying  is  similarly  assessed.  In  Rochester,  N.  Y.,  the  entire 
ist  of  all  pavements,  both  original  and  repaying,  is  assessed  upon  the 
Hitting  property.    In  Utica,  in  the  same  state,  one-third  of  the  cost 
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of  the  original  pavement  and  the  subsequent  renewals  is  borne  by  tfc 
city  and  the  remainder  is  assessed  according  to  benefit.  In  the  America 
City,  November,  1914,  there  is  a  compilation  of  the  method  of  assess* 
the  cost  of  acquiring  new  streets,  of  widening  existing  streets,  and  of  st- 
face  improvements.  While  in  the  smaller  cities  the  cost  of  the  first  far- 
ing is  often  paid  by  the  city  at  large,  Washington,  D.  C,  is  the  only  or 
of  considerable  size  that  follows  this  practice,  and  conditions  in  this  tiff 
are  so  exceptional,  owing  to  its  very  wide  streets,  that  it  cannot  be  tabs  a 
typical.  The  benefit  of  good  pavements  to  the  abutting  property  e  » 
great  that  the  cost  of  substituting  a  new  surface  for  one  which  is  won  o» 
could  often  be  assessed  upon  the  abutting  property  without  great  hardss} 
Where  such  property  has  a  very  high  value  the  expense  of  periodic  repin- 
ing of  the  streets  upon  which  it  fronts  would  actually  be  much  less  una 
its  share  of  the  general  expense  if  paid  by  the  city  at  large,  whether  sj 
budgetary  appropriations,  short-term  bonds,  "or  long-term  bonds.  Ne* 
York  City,  with  its  enormous  expenditures  for  pavement  replacements  asi 
its  very  high  real-estate  values,  may  be  exceptional,  but  an  analysis  of  tk 
cost  to  individual  property  under  several  methods  of  financing  repsvac 
will  show  startling  results.  It  is  assumed  that  the  first  pavement  la? 
will  have  been  provided  with  a  substantial  foundation  which  will  as* 
for  several  subsequent  surfaces.  The  prevailing  prices  for  pavements  4 
different  kinds  are  used  and  the  life  of  the  surface  is  estimated  to  be  fro* 
10  to  18  years,  according  to  traffic  conditions,  and  the  cost  of  each  art 
pavement  is  divided  by  the  years  of  its  estimated  life,  each  parcel  bssf 
charged  with  the  paving  of  one-half  the  roadway  of  the  bounding  streets- 
except  the  space  between  surface  railway  tracks  and  2  ft  outside  of  tk 
rails,  which  is  cared  for  by  the  traction  companies.  It  is  also  estimated 
that  the  city  will  expend  $5  000  000  annually  for  repaving,  and  the  ska 
of  the  particular  property  of  the  interest  and  sinking-fund  charges  is  tkf 
which  would  be  called  for  at  the  expiration  of  a  term  of  years  equal  ts 
the  terms  of  the  bonds. 

An  Office  Building  occupying  an  entire  block  bounded  by  four  streets,  » isas** 
for  taxation  at  $12  426  000.  The  cost  of  renewing  the  pavements  on  each  of  ts* 
four  streets  at  the  expiration  of  their  reasonable  life  if  made  in  equal  annual  (*$*** 
would  be  $854  a  year,  while  the  share  of  this  property  of  a  $6  000  000  annual  ipo* 
priation  would  be  $7970.64,  and  its  annual  contribution  on  a  10-year  bond  ani  * 
year  bond  basis  respectively  would  be  $10  636.40  and  $19  482.40. 

A  Club  House  occupying  a  corner  fronting  on  two  streets  paved  with  asphalt  tea 
assessed  value  of  $115  000.  The  annual  expense  to  it  of  replacing  pavements  at  it 
end  of  their  reasonable  life  would  be  $80.66,  while  its  contribution  to  a  $5  000* 
annual  appropriation  would  be  $78.77,  and  its  share  of  the  same  provision  for  ns** 
ing  on  the  basis  of  10-year  or  60-year  bonds  would  be  $97.62  or  $180.32. 

A  Private  Residence  with  a  Frontage  of  xoo  Ft  but  not  a  corner,  and  exteaial 
thru  the  block,  and  thus  fronting  upon  two  streets,  is  assessed  at  $115  000,  sad  tfe 
cost  to  it  of  pavement  restoration  by  direct  assessment  would  be  $86.12  ausuafc 
while  its  contribution  toward  the  other  methods  of  financing  repaving  would  be  ■* 
dsely  the  same  as  that  of  the  club  referred  to  above,  its  assessed  value  being  idsBtiai 

A  Block  of  Eleven  Attached  Houses  located  on  a  corner  is  niwr snr d  at  $S90| 
and  its  share  of  repaving  by  direct  assessment  would  be  $94.40  annually,  watt*! 
contribution  to  annual  appropriations,  10-year  bonds,  and  60-year  bonds  wooall* 
respectively  $166.79,  $220.48,  and  $407.68.  ' 

A  House  Occupying  s  Lot  so  Ft  Wide  in  s  street  accommodating  a  doubb-tsi 


~->Uroad  has  an  assessed  value  of  $10  000.    The  cost  to  it  of  reparisf  i 
'•red  for  by  the  railroad  company  would  be  $2.40  annually,  while  itt  a**, 
>propriations,  10-year  bonds,  and  60-year  bonds  would  be  rasped*! 
and  $15.30. 
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A  Small  Detached  House  on  a  40-Pt  Plot  fronting  on  a  street  60  ft  wide  has  an  1 
slue  of  $4200.  In  this  ease  its  share  of  renewal  of  an  asphalt  pavement  by  direct 
awssment  would  be  $5.65  a  year,  while  its  contribution  toward  annual  appropriations, 
1-year  bonds,  or  50-year  bonds  would  be  respectively  $2.69,  $3.60,  or  $6.59. 

Financial  Advantages  of  Direct  Assessments.    In  all  of  the  instances 

bove  cited,  except  the  last,  it  will  be  cheaper  for  the  property  to  pay 

direct  assessment  for  renewing  the  pavement  on  the  abutting  street  than 

>  pay  its  share  according  to  its  taxable  value  of  annual  appropriations, 
)-year  bonds,  or  50-year  bonds.  With  respect  to  the  modest  detached 
ouse  on  a  40-ft  plot,  it  is  not  improbable  that  by  the  time  the  first  pave- 
tent  is  worn  out  and  it  is  necessary  to  replace  it,  the  assessed  value  of  this 
roperty  will  have  increased  to  such  a  point  that  even  in  this  case  its  share 
f  the  burden  of  restoring  pavements  with  borrowed  money  will  be  less 
lan  if  it  were  assessed  directly  for  the  expense  of  replacement. 

11.    Reckless  Financing 

Methods  of  Reckless  Financing.  References  have  been  made  in  the 
receding  Articles  to  methods  of  financing  highway  improvements  which 
ithout  exaggeration  may  be  called  reckless.  To  borrow  money  to  con- 
met  roadway  surfaces  which  will  wear  out  long  before  they  are  paid  for, 

>  apply  the  same  methods  of  financing  to  the  portions  of  a  road  or  street 
approvement  which  are  permanent  ory which  will  last  for  a  long  period  of 
nuts,  and  as  to  those  portions  which  will  be  short-lived,  to  spend  large 
una  for  construction  without  proper  provision  for  maintenance,  to  save 
a,  foundations  and  drainage  when  they  are  necessary  to  insure  a  reason- 
ale  life  for  the  roadway  surface,  to  use  or  to  capitalise  receipts  which 
lould  be  devoted  to  maintenance  and  divert  the  funds  to  new  construe- 
on  without  provision  for  upkeep,  to  embark  upon  any  extensive  scheme 
:  highway  improvement  before  the  ultimate  cost  has  been  carefully  esti- 
mated and  a  definite  plan  has  been  worked  out,  not  only  for  progressive 
instruction  but  also  for  maintenance,  all  or  any  of  these  show  lack  of 
>od  business  sense  and,  judged  by  these  standards,  many,  if  not  most, 
f  the  extensive  highway  improvements  which  have  been  undertaken  are 
uuracterised  by  a  certain  degree  of  recklessness. 

General  and  Isolated  Improvements.  The  value  of  a  system  of  improved 
tads  depends  upon  its  completeness  and  the  continuity  of  the  various 
>utes  and  in  no  small  degree  upon  the  promptness  with  which  the  entire 
rstem  can«be  created.  The  more  complete  the  system  and  the  better 
ie  articulation  the  greater  the  general  benefit,  and  hence  the  justification 
r  a  resort  to  general  taxation  whether  by  annual  cash  appropriation  or 
f  borrowing  for  a  reasonable  term  of  years.  Where  isolated  pieces  of 
tad  are  improved  and  the  direct  connections  between  them  are  not  pro- 
<ded  the  benefit  cannot  be  general  and  resort  to  general  taxation  or  loans 
tnnot  be  justified.  There  have  been  numerous  instances  of  recklessness 
1  financing  highway  improvements  which  by  comparison  make  any  of  the 
ethods  heretofore  described  appear  extremely  conservative.  Several 
tamples  will  be  cited. 

A  Flagrant  Case  of  Term  Bonds  Unloaded  upon  a  City.     In  1866,  the 
Bflpslature  of  the  State  of  New  York  authorised  three  of  the  towns  of 
reatchester  County  to  raise  by  loan  the  sums  of  $3500,  $6500,  and  $2500 
apectively,  which  sums  were  to  be  appropriated  to  "  making,  gra4' 
^tending  and  regulating"  a  certain  highway  beginning  at  the  Ha 
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River  and  passing  thru  the  three  towns  named.  The  act  provided  th 
each  town  should  issue  bonds  for  the  amount  required  to  meet  the  m 
of  that  part  of  the  improvement  within  its  limits  and  thai  these  bad 
"  shall  bear  an  interest  of  7%  per  annum  payable  annually,  and  they  Al 
be  so  drawn  as  to  become  due  in  sums  not  exceeding  $1000  in  any* 
year."  This  means  of  securing  the  improvement  of  what  was  then  s  sai 
highway  appeared  reasonable  enough  and  it  seemed  probable  that  «£* 
ever  debt  might  be  incurred  would  soon  be  liquidated.  In  1868,  hovnv 
the  law  was  amended  by  substituting  for  the  sums  named  for  each  tsm 
the  words  "  such  sums  as  may  be  necessary."  The  town  which  nt  tt 
authorised  to  spend  $6500  actually  expended,  or  at  least  raised  by 
its  bonds,  the  sum  of  $112  500,  some  of  these  bonds  being  in 
tions  of  $1000  but  the  greater  portion  of  $500  each.  There  were  altogefe 
178  different  bonds,  the  last  one  of  which  will  become  due  in  the  year  19BG 
The  town  which  was  originally  authorised  to  issue  $3500  in  bonds  ic* 
ally  issued  its  bonds  to  the  amount  of  $278  000,  all  of  these  having  spoa* 
ently  been  in  $1000  denominations,  as  the  last  one  will  fall  due  in  theyaJ 
2147.  The  two  towns  above  referred  to  have  since  become  a  part  of  tk 
City  of  New  York  and  that  city  has  been  obliged  to  assume  all  of  the  ©if- 
gations  of  the  towns,  so  that  in  New  York's  tax  budget  there  appears  «A 
year  provision  for  paying  off  one  of  the  bonds  of  each  of  these  towns,  » 
gether  with  interest  at  7%  on  those  which  remain  outstanding;  that  a 
while  the  first  act  provided  that  tw/>  towns,  now  part  of  the  City  of  Nsi 
York,  should  incur  a  debt  aggregating  $10  000  which  was  to  be  esurtfj 
paid  off  in  not  more  than  13  years,  an  actual  debt  of  $390  500  was  waax 
and  saddled  upon  the  City  of  New  York  in  such  a  fashion  that  it  end 
not  be  entirely  paid  for  278  years  after  the  first  bonds  were  issued. 

Bonded  Debt  Incurred  Two  Days  before  Annexation  to  a  (Sty.  Ose  d 
the  towns  of  Kings  County  was  to  be  annexed  to  the  then  City  of  Brootip 
on  July  1,  1894.  Acting  under  authority  of  a  special  statute,  that  tf« 
issued  its  bonds  to  the  amount  of  $500  000,  and  on  June  28th,  3  <hfl 
before  it  went  out  of  existence,  the  town  authorities  made  a  large  ova** 
of  contracts  for  road  improvements  consisting  for  the  most  part  of  wsl* 
bound  broken-stone  roads.  The  act  provided  that  the  town  bonds  sboJ 
be  issued  as  serial  bonds  in  groups  of  $100  000  each,  the  first  of  the  bosfc 
falling  due  not  less  than  10  nor  more  than  11  years  from  thedsttit 
issue  and  being  retired  in  50  successive  annual  installments.  The  h» 
required  to  meet  the  interest  on  the  outstanding  bonds  and  the  psyaat 
of  those  due  was  to  be  provided  for  in  the  tax  levy  of  the  town  every  y*| 
there  being  no  assessment  upon  the  abutting  property.  The  town  «*j 
separate  political  unit  ceased  to  exist  3  days  after  the  contracts 
made  but  the  city  of  which  it  became  a  part  was  obliged  to 
obligation,  altho  it  was  enabled  to  provide  the  needed  funds  by  imj 
special  tax  annually  upon  the  property  withuflhe  former  town,  which  I 
a  separate  ward  of  the  city.  It  is  safe  to  say  that  little,  if  any,  <rf_, 
roadway  surface  constructed  under  this  act  was  in  existence  when  *■ 
first  bonds  of  the  several  groups  became  due  but  the  debt  will  not  be  nit 
paid  until  the  year  1954.  • 

Other  instances  of  reckless  financing  might  be  given,  but  these  two  *? 

"'  "-Tit,  to  demonstrate  the  enormous  price  which  will  sometime*  be  •% 

>nn  one  or  more  succeeding  generations  in  order  to  avoid  aW 

for  improvements  which  are  obviously  of  immediate  benefit  N 

r  locality.  | 
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EXPENSES  TO  BE  FINANCED 

12.    Investigations  and  Surveys 

Preliminary  Investigations.  The  physical  improvement  of  roads  and 
reets  is  not  the  firet  work  to  be  undertaken  or  the  first  expense  to  be  in- 
xred.  When  a  general  scheme  of  improvement  has  been  decided  upon 
ere  is  usually  a  feverish  desire  to  begin  work  on  the  ground  or  "  to  make 
e  dirt  fly."  The  public  and  the  press  are  insistent  that  something  shall 
>  done  that  they  can  see,  and  they  apparently  fail  to  understand  that,  if 
e  money  is  to  be  wisely  expended,  thoro  preliminary  Btudies  are  neces- 
ry.  If  a  state  is  to  devote  millions  of  dollars  to  general  highway  im- 
ovement,  the  first  thing  to  be  undertaken  is  a  thoro  study  of  the  organi- 
tion  best  suited  to  carry  out  the  work;  then  should  come  a  careful  exam- 
ation  of  the  existing  highway  system  with  a  view  to  the  selection  of  the 
utee  which  will  be  of  the  greatest  benefit  to  the  general  public.  Following 
is  will  come  investigations  and  studies  to  determine  where  and  to  what 
tent  modifications  of  alignment  and  grade  are  needed.  Before  contracts 
e  made  there^should  be  a  careful  investigation  of  the  materials  which 
e  available  in  order  to  determine  whether  it  will  be  ctieaper  in  the  end 
.  use  native  materials  or  to  bring  others  from  a  distance,  even  tho  the 
et  of  construction  be  increased.  Such  expenses  as  these  might  properly 
I  considered  part  of  the  cost  of  administration,  but,  if  no  separate  pro- 
aion  has  been  made  for  them,  it  is  far  better  to  draw  upon  the  funds 
•ovided  for  the  improvement,  whether  they  be  raised  by  budgetary  ap- 
ropriation  or  by  bond  issues  or  even  by  assessment  for  benefit,  than  to 
spense  with  the  preliminary  investigations.  Without  such  preliminary 
ork,  errors  in  judgment  in  the  selection  of  the  highways  to  be  improved 
'  in  the  choice  of  materials  to  be  used  and  failure  to  correct  defects  in 
■ade  and  alignment  are  quite  sure  to  result  in  an  unwise  use  of  some  of 
ie  funds  and  in  failure  to  secure  the  best  system  of  roads  which  is  possible, 
i  the  case  of  a  city  street  system,  the  preliminary  work  will  be  more  exten- 
ve  and  will  consume  far  more  time  and  involve  much  greater  expense. 
he  need  of  topographical  surveys,  of  a  careful  study  of  the  transporta- 
on  needs  of  the  future  streets,  and  the  main  drainage  system,  of  a  rational 
an  not  only  for  the  principal  and  secondary  business  or  traffic  streets 
at  also  for  those  which  are  to  be  devoted  to  residential  purposes  has  been 
nphasised  in  several  of  the  Articles  in  Sect.  7.     The  expense  of  this  work 

usually  considered  as  properly  chargeable  to  general  administration  but 
i  some  cities  it  has  been  met  by  the  issue  of  long-term  bonds  for  the  reason 
tat  it  is  considered  work  of  a  permanent  character  which  will  last  as  long 
)  the  city  itself.  In  large  cities  where  there  are  subdivisions  that  can 
i  separately  taxed,  there  is  no  good  reason  why  this  expense  should  not  be 
aposed  upon  the  territory  covered  by  the  plan  and  assessed  directly  upon 
ie  real  estate  within  its  boundaries.  What  was  previously  acreage  prep- 
ay, unavailable  for  urban  development,  at  once  becomes  capable  of  sub- 
ivision  into  city  lots  fronting  upon  officially  recognized  streets,  and  there 

no  single  step  in  its  development,  not  even  the  physical  construction 
f  the  streets,  which  will  be  of  more  direct  benefit  in  that  the  property 
fc  onoe  becomes  marketable  as  city  lots. 

Titles  and  Surveys.  When  it  is  necessary  to  acquire  title  by  condemna- 
on  proceedings  to  the  land  within  street  lines,  further  and  more  detailed 
irveys  become  necessary  in  order  to  determine  the  precise  area  to 
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taken  from  each  owner  and  the  exact  location  of  buildings  which  ■ 
be  taken  or  damaged.  As  the  cost  of  such  acquisition  is  comzneofri 
sessed  upon  an  area  of  benefit,  the  expense  of  such  surveys  and  maps  ■ 
be,  and  frequently  is,  included  in  the  costs  of  the  proceedings,  ba 
sometimes  happens  that  expensive  surveys  are  required  to  locate  certti 
lines,  while  information  so  obtained  will  be  required  in  connectka  * 
similar  proceedings  relating  to  other  parte  of  the  same  street  or  to  aft 
cent  streets.  In  such  cases  it  is  obviously  unfair  to  impose  this  spsi 
expense  upon  the  property  which  wul  be  affected  only  by  the  partk* 
street.  Such  work  is  properly  chargeable  to  general  taxation  or  tot 
same  account  from  which  the  cost  of  the  general  plan  was  paid.  Fsafc 
there  will  be  the  surveys  needed  for  the  preparation  of  the  actual  costt 
plans  and  the  cost  of  engineering  and  inspection  during  constrocte 
These  are  nearly  always  charged  to  the  fund  from  which  the  coat  of  I 
actual  work  is  met,  whether  it  is  to  be  paid  by  the  city  at  large  and  ni 
by  any  of  the  methods  already  referred  to,  or  whether  it  is  to  be  aaoi 
upon  the  property  benefited. 

IS.     Acquisition  of  Titles 

Valuation  of  Land  for  Highways.  The  existing  roads  in  rural  <few 
and  the  oldest  streets  in  cities,  which  were  once  rural  highways,  bawl 
most  cases  been  created  by  traffic;  they  were  not  laid  out  in  acccfdsJ 
with  any  plan  tho  the  way  for  them  was  often  cleared  thru  forests.  WS 
right  in  them  has  been  established  by  user  and  not  as  the  result  of  * 
legal  proceedings,  and  that  right  is  generally  an  easement  for  hick* 
purposes  and  is  seldom  a  fee  title.  As  new  highways  are  acquired  or  vJ» 
the  old  highways  are  widened  or  straightened  the  property  is  likely  tot 
purchased,  in  which  case  a  fee  title  is  usually  acquired.  The  state,  ts* 
or  city  often  exercises  its  right  of  eminent  domain  and  condemns  the  si 
required  thru  a  commission  appointed  by  the  court.  Such  procedise' 
necessary  in  case  any  part  of  the  cost  is  to  be  assessed,  as  prices  fixed* 
private  agreement  are  likely  to  be  questioned  unless  the  owners  who  t 
to  receive  the  awards  and  those  who  are  to  pay  the  bill  have  their  A 
in  court  with  an  opportunity  to  make  objections.  These  proceeding! 
cumbersome  and  expensive,  and  the  unreasonable  time  consumed  and  t 
enormous  costs  are  frequently  the  cause  of  much  complaint  and  oftefti 
scandal.  Extravagant  claims  are  made  as  to  the  value  of  the  land  taH 
full  value  for  the  area  within  the  street  lines  being  insisted  upon.  B 
difficult  to  understand  the  mental  process  by  which  members  of  oocAi 
nation  commissions  arrive  at  their  conclusions  as  to  values.  When  a  «* 
plan  has  been  officially  adopted  and  the  property  has  been  sold  the  4 
is  generally  given  to  the  center  of  the  street.  If  the  street  is  60  ft  «J 
and  the  abutting  lots  are  laid  out  to  have  a  depth  of  100  ft,  the  tisef 
the  owner  covers  a  total  depth  of  130  ft,  half  of  which  is  within  the  U 
of  the  street.  This  total  area,  however,  is  little  more  than  acreage  p4 
erty  and  has  no  value  as  city  lots  until  the  paper  street  shall  have  si 
converted  into  an  actual  highway  affording  access  to  the  lota.  To  csl 
city-lot  values  for  the  30-ft  strip  without  which  the  remainder  is  net  ri 
ceotible  of  use  seems  absurd,  and  yet  such  claims  are  generally  made  4 
frequently  allowed.  When  the  property  which  is  left  is  not  of  ti 
*-  shape  that  it  can  be  developed  as  building  plots  substantial  est 
ion  is  equitable  and  proper,  but  the  average  owner  of  property  viti 
s  condemned  is  insistent  upon  large  awards  for  the  taking  of  & 
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/hich  is  of  no  use  to  him  until  it  is  a  public  street,  and  he  seems  to  have 

0  difficulty  in  securing  expert  testimony  to  support  his  claims. 
Buildings  within  Street  lines.    In  many  instances  buildings  are  erected 

wholly  or  partly  within  the  lines  of  streets  for  the  express  purpose  of  secur- 
es large  swards  for  damages  after  which  the  buildings  or  the  portions  of 
hem  which  are  taken  are  sold  at  public  auction  for  a  nominal  considera- 
ion  and  are  usually  bought  back  by  the  original  owner.  This  practice 
as  been  called  house  planting,  and  there  are  authentic  records  of  cases 
'here,  after  securing  large  awards  for  such  buildings  and  purchasing  them 
ack  again  for  a  few  dollars,  they  have  been  deliberately  moved  to  another 
te  held  by  the  same  owner  and  wholly  or  partly  within  the  lines  of  an 
nopened  street  and  the  same  procedure  is  repeated.  If  the  building  is 
Efficiently  substantial  to  survive  several  such  moves,  a  very  handsome 
>tum  can  be  realised  on  the  original  investment.    'The  most  effective  way 

►  deal  with  the  question  of  extravagant  claims  for  property  taken  for  street 
irposes  is  to  assess  directly  back  upon  the  abutting  land  the  entire  cost 
'  the  proceedings,  in  which  case  the  claimants  may  have  the  satisfaction 
'  paying  their  own  awards,  but  this  would  not  remedy  the  injustice  un- 
wed upon  other  owners  as  a  result  of  house  planting.     It  is  obvious  that 

case  there  are  not  buildings  within  the  street  lines  it  is  to  the  interest 
the  owners  to  cede  voluntarily  the  land  required  for  the  street  without 
inpensation  and  save  thereby  the  expenses  of  the  proceedings  which, 
ien  the  cost  of  surveys,  the  making  of  the  damage  maps,  and  the  fees 
id  expenses  of  the  condemnation  commission  are  included,  are  consid- 
ably  greater  than  the  aggregate  of  the  awards.  In  some  states  an  attempt 
a  been  made  to  deal  with  the  evil  of  the  erection  of  buildings  within 
■eet  lines  by  the  enactment  of  laws  declaring  that,  after  the  proper  city 
thorities  shall  have  adopted  an  official  plan  showing  streets  and  parks 
d  property  which  may  be  taken  for  any  other  public  purpose,  any  owner 
to  erects  a  building  within  the  limits  of  the  land  to  be  taken  does  so  at 
i  own  risk  and  is  not  entitled  to  compensation  therefor.  Such  a  statute 
*ts  in  the  State  of  Pennsylvania  and,  while  the  constitutionality  of 
;h  a  law  may  be  open  to  question,  it  appears  to  be  so  obviously  in  the 
blic  interest  that  it  has  not  been  successfully  attacked  in  the  Pennsyl- 
aia  courts.  It  is  true  that  such  a  policy  may  involve  grave  injustice 
the  taking  of  property  so  preempted  is  unnecessarily  delayed.  Any 
ner  of  land  should  have  the  right  to  make  such  use  of  it  as  may  be  proper 

1  legal  unless  it  shall  have  been  taken  from  him  by  due  process  of  law. 
ten  such  owner  shall  have  in  good  faith  shown  his  intention  so  to  use 
improve  his  property,  the  city  or  the  state  should  in  justice  act  with 
aonable  promptness  by  taking  that  which  they  have  declared  their 
3ntion  ultimately  to  take  and  pay  a  fair  price  for  it. 

rregular  Property  Lines  and  Unusable  Remnants.  Where  streets  are 
Located  with  respect  to  property  lines  that  irregular  and  unusable  rem- 
its will  be  left  which  cannot  be  profitably  improved  while  in  single 
mership,  or  when  street  widenings  result  in  leaving  plots  too  shallow  for 
Able  use,  the  damages  are  large  and  proper  compensation  must  be 
]e.  A  method  of  dealing  with  such  cases,  which  has  been  strongly 
munended  of  late,  is  the  exercise  of  the  right  of  excess  condemnation 
»n  such  right  exists.  This  simply  means  that  the  state  or  the  city  in 
ln*5  property  required  for  a  public  use  shall  not  be  limited  in  its  taking 
.he  precise  lines  required  in  order  to  carry  out  the  improvement,  but 

>  it  may  take  the  whole  of  parcels  which  may  be  so  mutilated  as  to  in- 
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volve  substantial  damage.  After  the  improvement  has  been  carried  4 
the  area  not  needed  can  be  resold  at  the  advanced  price  which  will  wsJ 
from  the  improvement  which  has  been  made.  This  is  really  the  takat 
of  a  part  of  the  unearned  increment  or  the  increase  in  value  caused  If 
something  which  the  public  has  done.  It  will,  of  course,  require  u  •» 
crease  in  the  capital  investment  and  the  power,  if  granted,  should  be  » 
servatively  used  and  land  speculation  for  profit  should  be  discoonpi 
This  method  has  one  great  practical  advantage  in  that  remnants  viia 
could  not  be  used  in  separate  ownership,  and  which,  when  unimproni 
would  give  the  street  a  ragged  and  shabby  appearance,  may,  when  com- 
bined in  a  single  ownership  and  with  the  possible  addition  of  enough  bd 
to  give  suitable  sites  for  buildings,  become  very  valuable. 

German  Method.  A  method  of  dealing  with  the  problem  present 
by  very  irregular  property  lines  which  will  not  fit  a  rational  street  sysaa 
has  been  adopted  by  German  cities  thru  the  enactment  of  a  law  cammed! 
known  as  the  Lex  Adtckes.  This  statute  authorises  the  city  to  take  al 
of  these  irregular  parcels,  to  lay  out  a  suitable  street  system  indodac 
such  open  spaces  as  are  deemed  necessary,  and  to  divide  the  portion  wfatt 
remains  among  the  original  owners  in  proportion  to  their  former  hokfifip 
While  the  area  of  each  owner  may  be  reduced  25%  or  more,  depeadsf 
upon  the  land  taken  for  streets  and  open  spaces,  each  parcel  will  be  • 
located  with  respect  to  the  streets  as  to  be  available  for  suitable  devdopns* 

14.    Grading,  Curbing  and  Sidewalks 

Grading  New  Highways.  In  creating  a  system  of  rural  highway?  tte 
surface  improvement  and  such  grading,  regrading,  straightening  and  draa- 
ing  as  are  needed  are  likely  to  be  carried  out  at  the  same  time  and  fit- 
quently  under  a  single  contract.  In  the  case  of  a  city  street  where  tfcst 
has  been  no  existing  highway,  the  first  step  is  usually  the  grading,  cutaf 
and  laying  of  sidewalks,  while  the  pavement  is  commonly  deferred  arf 
the  abutting  property  is  at  least  partially  developed.  This  will  not  oofcr 
allow  time  for  the  installation  of  the  ordinary  subsurface  structures  ad 
the  settlement  of  the  trenches  in  which  they  are  placed,  but  will  pRvtrf 
the  mutilation  of  the  new  pavement  by  frequent  openings  for  the  ordiiaV 
surface  connections,  and  it  will  also  allow  the  property  owners  to  art* 
the  expense  of  the  completed  street  in  several  payments.  In  cases  vkfl 
the  grading  is  heavy  and  the  cost  of  the  improvement  other  than  paraosfl 
is  large  in  comparison  with  the  value  of  the  property,  it  is  often  dearakM 
to  carry  out  that  part  of  the  work  progressively,  the  street  being  padd 
for  only  a  portion  of  its  total  width  or  even  to  a  temporary  grade  wtfi 
will  furnish  a  passable  road  and  permit  such  development  of  the  abntal 
property  as  is  practicable  before  the  final  grade  is  physically  complied  ** 
If  such  a  policy  be  adopted  it  is  necessary  to  have  a  clear  understand 
that  the  grade  is  temporary  and  not  final,  and  that  such  buildings  as 
be  erected  shall  conform  with  the  ultimate  grade  as  officially  adopted 
that,  if  they  are  located  with  respect  to  the  temporary  surface,  they 
not  be  entitled  to  damages  when  the  grading  is  completed. 

Widening  and  Regrading  Established  Highways.    Streets  are  fi 
laid  out  to  include  old  highways  in  use  at  a  lesser  width  and  lying 

*^in  their  lines.     The  grades  of  such  highways  will  have  been 

*r  altho  they  may  be  entirely  unsuited  to  either  the  traffic  or 
e  of  city  streets.     When  the  time  for  grading  comes,  serious 
mposed  upon  the  buildings  which  may  have  been  erected 
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ig  to  the  user  grades,  and  such  damage  must  be  paid.  While  easy  gradi- 
lte  are  necessary  on  important  traffic  arteries,  instances  will  be  found  in 
lost  cities  where  uniform  grades  have  been  established  and  physically  car- 
ed out  on  local  streets  quite  well  built  up,  with  the  result  that  the  houses 
ne  left  some  feet  and  often  a  full  story  below  the  new  surface,  while  the 
linage  might  have  been  greatly  lessened  by  the  adoption  of  a  modified 
•ade  which  would  have  served  the  needs  of  the  particular  street.  Such 
grade  may  not  conform  with  the  ideas  of  the  highway  engineer  but  there 
»  times  when  economic  considerations  should  be  controlling,  provided 
ways  that  a  saving  in  the  first  cost  of  construction  will  not  entail  a  greater 
ibaejiuent  expense  or  result  in  conditions  prejudicial  to  the  health,  con- 
fidence or  general  welfare  of  the  entire  locality. 

Curbing  and  Sidewalks.  The  curbing  and  sidewalks  are  usually  laid  at 
ie  expense  of  the  abutting  owners;  in  some  cities  their  repair  and  renewal 
e  also  chargeable  against  the  lot  owners,  while  in  others  the  burden  is 
sumed  by  the  city  at  large.  In  the  latter  case  it  is  obviously  in  the 
tereet  of  the  owners  to  lay  the  cheapest  material  permitted,  while  the 
terest  of  the  public  requires  that  they  be  made  as  substantial  and  durable 
i  possible  within  reasonable  limits  of  cost.  Aside  from  expense  of  re- 
rwals,  where  they  are  imposed  upon  the  city,  the  public  safety  and  con- 
inience  require  that  such  renewals  shall  not  be  necessary  at  frequent 
tervalfl.  Sidewalks  are  usually  laid  by  the  property  owners  under  special 
omits  and  presumably  in  accordance  with  standard  specifications.  In  the 
ajority  of  cases  they  are  put  down  by  speculative  builders  whose  interest 

them  lasts  only  until  they  can  sell  the  houses.  While  cement  walks 
n  be  laid  far  more  cheaply  than  stone  flagging,  the  builder  is  often  dis- 
ced to  make  them  even  cheaper  than  is  consistent  with  good  workman- 
ip.  The  cost  of  the  house  to  the  purchaser  would  be  inappreciably  af- 
sted  by  the  difference  between  the  best  and  the  poorest  work  of  this 
ad,  and  it  is  the  duty  of  the  responsible  city  officers  to  protect  the  investor 

well  as  the  city  from  the  danger  of  accident  resulting  from  defective 
klks  and  from  the  cost  of  replacing  them  with  those  that  are  suitable. 

15.    Pavements 

Original  Pavement.  The  cost  of  the  original  or  first  pavement  is  gen- 
ally  assessed  upon  the  abutting  property.  In  exceptionally  wide  streets 
is  would  involve  so  heavy  a  burden  that  a  portion  of  the  expense  is  usu- 
y  placed  upon  a  larger  tributary  area  or  is  even  assumed  by  the  city. 
iry  wide  streets  with  several  roadways  are  often  treated  as  parkways 
d  in  such  cases  one  of  the  roadways,  which  is  designed  to  accommodate 
rtricted  or  relatively  high-speed  traffic,  is  often  paved  at  general  expense, 
streets  having  a  width  of  80  or  100  ft  it  is  quite  likely  that  there  will 
surface-railway  tracks,  and  the  traction  company  is  usually  required 
lay  and  maintain  at  its  own  expense  the  pavement  between  its  tracks 
d  rails  and  for  several  feet  outside  of  the  outer  rails.  This  will  reduce 
s  expense  to  the  abutting  owners  so  that  it  will  be  no  greater  and  in 
me  cases  will  be  even  less  than  that  of  the  paving  of  an  ordinary  residen- 
J  street.  In  some  cities  the  railway  companies  are  required  to  pay  a 
rtain  f^nniml  sum  per  mile  of  single  track  in  lieu  of  their  paving  obliga- 
>n,  the  city  assuming  the  entire  expense  of  the  maintenance  of  the  pave- 
»nt.  Responsibility  for  the  upkeep  of  pavement  is,  however,  an  incen- 
se to  substantial  track  construction  which  will  materially  reduce  the  cost 
surface  repairs. 
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Selection  of  Type  of  Pavement  Owners  of  property  who  are  xesja^ 
to  pay  for  the  first  pavement  are  disposed  to  argue  that  if  they  are  to  pi 
the  bills  they  should  have  the  right  to  determine  the  character  of  the  pse 
merit,  and  if  this  right  is  conceded  they  naturally  select  the  cheapest  tgi 
which  is  permitted,  especially  where  they  can  not  be  called  upon  to  f$ 
for  repaying.  This  not  only  involves  greater  expense  to  the  city  at  km 
but  it  is  impossible  to  carry  out  a  consistent  general  plan  of  street  psn*> 
A  change  in  the  kind  of  pavement  every  few  blocks  is  a  serious  haodsfi 
to  travel,  especially  on  lines  of  thru  or  continuous  traffic.  White  d* 
property  owner  who  is  to  be  assessed  is  not  disposed  to  concur  in  this  sa* 
ment,  the  character  of  the  pavement  to  be  laid  on  each  street  shoeteh 
determined  by  one  who  possesses  expert  knowledge  of  the  kind  of  snrae 
best  adapted  to  the  grades,  the  probable  traffic  and  the  general  chtnea 
of  the  development  of  the  abutting  property.  It  should  not  be  neeessq 
to  wait  until  the  first  pavement  is  worn  out  and  another  is  to  be  laid  U 
public  expense  before  a  comprehensive  paving  plan  may  be  realised.  Tbai 
is  need  of  a  paving  program  which  shall  be  consistently  carried  out  re*** 
less  of  how  the  cost  is  to  be  met,  regardless  of  the  whims  or  projects  d 
the  abutting  owners,  and  regardless  of  the  missionary  work  of  promoM 
of  a  particular  kind  of  pavement  who  may  have  secured  signatures  to  p£ 
tions  which  appear  to  indicate  a  decided  preference  for  the  type  of  roah4 
surface  in  which  they  are  interested. 

Pavement  Renewals.  While  the  cost  of  the  renewal  of  the  pavsnd 
is  usually  paid  out  of  general  city  funds,  the  expense  of  maintenanee  sat 
repairs  is  always  so  paid.  Public  opinion  will  no  longer  tolerate  di 
neglect  of  pavements  until  they  are  so  worn  that  travel  over  them  beooaai 
positively  dangerous  and  an  entire  repaying  is  the  only  remedy.  TOa 
repairs  are  made  as  needed  and  records  are  properly  kept,  the  annual  cat 
of  maintenance  is  readily  ascertained.  The  time  for  complete  reperhf  ■ 
therefore  easily  determined  and  is  when  the  maintenance  expense  beeoa* 
equal  to  or  greater  than  the  interest  and  sinking  fund  charges  on  the  «t1 
of  a  new  surface  plus  the  average  annual  expense  of  maintaining  the  a* 
pavement  during  its  life,  assuming  that  the  funds  required  are  bontfld 
for  a  term  of  years  corresponding  with  the  estimated  life  of  the  pavenri 
which  is  to  be  laid.  If  the  loan  is  for  a  longer  period  there  may  be  S3 
apparent  reduction  in  the  annual  expense  of  the  new  pavement  wtai 
might  be  held  to  justify  an  early  replacing  when  the  cost  of  repairing  tk) 
old  pavement  equals  or  exceeds  this  sum,  but  there  will,  in  the  case  of* 
long-term  loan,  be  an  overlapping  of  the  financing  periods  which  will  rid* 
such  conclusions.  The  folly  of  the  long-term  loan  has  been  so  frequalfc 
pointed  out  in  the  preceding  Articles  that  it  will  be  assumed  that  it  4 
not  be  resorted  to. 

16.    Street  Widenings 

The  Widening  of  Existing  Streets  constitutes  a  special  and  exoseifiail 
difficult  problem  and  the  financing  of  such  projects  involves  both  the  m 
of  the  acquisition  of  additional  property,  the  damages  incurred  by  tN 
destruction  of  buildings,  and  the  physical  improvement  of  the  wkiew 
street.  The  cost  of  acquiring  the  land  for  street  widenings,  including^ 
age  to  buildings,  is  commonly  made  a  general  city  charge,  altho  in  a** 
cases  a  small  portion  of  the  expense  is  assessed  upon  an  area  of  betffc 
The  fact  that  a  widening  is  necessary  is  a  clear  indication  that  the  stiSI 

-  assumed  more  than  local  importance,  but  it  may  also  be  as?w 
its  local  importance  will  be  increased  to  a  certain  degree  hjr* 
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sdening  and,  as  already-  pointed  out,  if  there  is  a  local  benefit,  that  benefit 
ould  be  recognized  by  some  local  assessment.  The  general  principles 
reafter  outlined  in  Arts.  17  and  18,  which  should  govern  the  distribu- 
m  of  the  expense  of  acquiring  title  to  a  new  street,  can  with  justice  be 
iplied  to  the  widening  of  an  existing  street,  with  the  understanding,  how- 
er,  that  the  share  of  the  expense  imposed  upon  the  restricted  local  area 

benefit,  usually  the  frontage,  should  relate  to  the  land  damage  only, 
lile  the  building  damage  should  be  included  in  the  share  assumed  by 
e  larger  district  or  the  city.  If,  for  instance,  a  street  50  ft  in  width 
to  be  widened  to  80  ft,  the  frontage  assessment  should  be  limited  to 
at  portion  of  the  cost  of  acquiring  the  30  ft  of  additional  land  represented 
'  the  10  ft  necessary  to  give  the  street  a  width  of  60  ft  and  one-fourth 

the  width  in  excess  of  60  ft,  which  in  this  case  would  be  a  total  of  15 
or  50%  of  the  land  damage,  the  remaining  50%  together  with  the  build- 
g  damage  being  placed  upon  the  larger  district  or  districts  of  benefit. 
.  case  a  street  50  ft  in  width  were  to  be  widened  to  100  ft,  the  portion 

the  expense  for  additional  land  which  should  be  placed  upon  the  first 
ea  of  benefit  would,  under  the  same  theory,  correspond  with  20  of  the 

ft  to  be  acquired  or  40%  of  the  land  damage,  the  building  damage,  as 
lore,  being  included  in  the  assessment  to  be  placed  upon  the  larger  area 
benefit. 

Old  Irregular  Roads  Included  Within  Street  Lines.  It  frequently  will 
.ppen  that  in  the  first  platting  of  a  street  system  an  existing  highway 
>ng  which  there  has  been  a  certain  amount  of  irregular  building  is  to 

included  in  a  new  highway  of  greater  width.  While  this  would  not 
nstitute  a  widening  in  the  sense  above  referred  to,  it  is  a  widening  so 
r  as  its  effect  upon  the  adjacent  property  is  concerned,  and  in  such  cases 
,  equitable  distribution  of  the  expense  will  be  as  follows:  For  the  area 
thin  the  lines  of  the  old  highway  it  is  probable  that  no  awards  will  be 
Mie  in  view  of  the  public  easement.  If  the  old  highway  was  40  ft  wide  and 
b*  new  one  is  to  be  80  ft  in  width,  a  separate  estimate  should  be  made  of  the 
lue  of  the  undedicated  land  to  be  acquired  and  another  estimate  of  the 
ikling  damage.  If  it  were  found  that  the  building  damage  were  twice  as 
ich  as  the  land  damage,  this  might  be  considered  as  equivalent  to  the 
ciuisition  of  80  ft  of  land  in  addition  to  the  40  ft  which  are  to  be  acquired  to 
re  the  existing  highway  a  width  of  80  ft.  There  would  then  be  an  equated 
dth  of  120  ft,  and  the  rule  proposed  in  Art.  18,  if  applied  to  this  width 
120  ft,  would  result  in  placing  62.5%  of  the  total  cost,  including  building 
mage,  upon  the  restricted  local  area  and  the  remainder  upon  the  larger 
rtrict.  If  this  equated  width,  due  to  estimated  building  damage,  were 
ded  to  the  total  width  of  the  street  as  laid  out,  instead  of  the  width  of 
>  undedicated  portion,  the  total  equated  width  would  be  160  ft,  in  which 
ie,  limiting  the  total  width  to  be  assessed  to  80  ft,  the  proportion  of  the 
pense  to  be  locally  assessed  would  be  50%.  This  method  of  distributing 
»  cost  in  such  cases  is  believed  to  be  worthy  of  serious  consideration. 

ASSESSMENTS  FOR  BENEFIT 

17*    The  Theory  of  Assessments 

Local  and  General  Benefit.  As  intimated  in  the  preceding  Articles,  the 
xiands  upon  the  resources  of  the  state,  and  more  particularly  of  the 
hdern  city,  are  so  great  that  in  addition  to  the  general  taxing  power  resor* 
L0t  often  be  had  to  assessments  for  benefit  whenever  possible  in  o; 
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to  meet  the  cost  of  improvements  where  the  benefit  can  properly  be  m 
sidered  local.  But  the  theory  of  assessment  for  benefit  is  not  that  is  i 
something  that  can  be  employed  when  the  public  funds  are  required! 
other  purposes  where  local  benefit  is  not  clearly  established,  but  it  is  foonfc 
upon  the  general  principle  that  where  there  is  local  benefit  there  sboA 
always  be  local  assessment.  There  can  be  no  improvement  which  has  bsi 
intelligently  planned  and  executed  which  will  not  result  in  some  km 
benefit  and  it  follows  that  there  should  always  be  some  local  assessast 
No  improvement,  however  small  or  however  large,  will  be  of  equal  bad 
to  the  entire  city,  and  to  distribute  the  burden  of  paying  for  it  over  tk 
whole  city  according  to  taxable  values  is  unfair  in  that  it  is  not  pbd 
according  to  benefit.  The  owners  of  property  in  the  immediate  viaac 
are  frequently  enriched  at  the  expense  of  those  whose  holdings  are  enM 
outside  the  district  directly  affected. 

Special  Assessment  for  Local  Benefit.  The  practice  of  awwng  A 
cost  of  street  or  local  improvements  is  probably  more  general  in  the  Una* 
States  than  in  other  countries  and  it  is  accepted  as  an  equitable  and  m 
tional  plan.  In  a  paper  read  before  the  Municipal  Engineers  of  the  Cd] 
of  New  York  in  May,  1914,  by  William  C.  Ormond,  the  President  of  tk 
Board  of  Assessors,  there  is  a  review  of  the  manner  in  which  this  pcfisj 
has  been  developed,  first  to  a  limited  extent  in  England  and  later  cd 
more  fully  in  the  United  States.  One  of  the  earliest  statutes  which  sprf 
ically  recognised  the  theory  of  assessment  according  to  benefit  w»  e> 
acted  by  the  State  Legislature  of  New  York  in  1787.  The  courts  hss 
repeatedly  passed  upon  the  equity  and  reasonableness  of  this  manner  o 
financing  local  improvements.  A  Kansas  judge  in  sustaining  the  fegaiQ 
of  a  special  assessment  said:  "  There  is  a  justice  in  this  arrangement 
commends  itself  to  any  right  thinking  man,  but  the  injustice  of 
property  all  over  a  city  for  the  improvement  of  a  single  street  must  to 
apparent  at  a  glance."  A  Mississippi  court,  while  cautioning  against  th 
improper  use  of  the  power  to  assess,  emphasized  the  justice  of  the  pW 
in  these  words:  "  I  concede  that  the  system  of  local  assessment  it  lajj 
to  abuse,  for  which  reason  courts  should  scrutinise  its  application  «■ 
care  and  also  see  that  an  equitable  share  of  the  burden  should  be 
by  the  public,  but  it  will  be  readily  foreseen  that  if  the  whole  local 
for  local  improvements  is  to  be  borne  by  the  city  treasury,  grievous 
might  be  practiced  upon  the  inhabitants  generally  to  subserve  the 
interests  of  designing  men  holding  property  in  a  particular  neigh! 
While  the  subject  under  immediate  consideration  is  the  financing  of 
way  improvements,  the  principle  of  assessment  for  benefit  is  eapablt 
a  much  broader  application.  While  there  are  certain  great  projects 
are  commonly  deemed  of  general  interest,  there  are  few  which  do  wA 
volve  some  special  benefit  to  a  particular  locality.  If  a  new  park 
be  created  the  property  in  its  immediate  vicinity  will  acquire  a 
fixed  oharacter  and  its  value  will  be  substantially  increased.  If 
and  important  public  building  is  to  be  erected  there  will  be  much 
in  the  selection  of  the  site  and,  as  soon  as  it  is  determined,  H  will 
a  marked  influence  upon  the  property  in  the  neighborhood,  and  it 
not  be  difficult  to  give  instances  where,  before  the  building  was 
Mue  of  the  surrounding  property  has  at  least  doubled, 
'ding  is  surrounded  by  considerable  open  space.  If  the  city 
of  our  great  cities  now  do,  to  construct  a  new  rapid-transit 
hitherto  vacant  lots  within  easy  reach  of  its  business  ceotcrJ 
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it  were  to  provide  a  new  waterway  permitting  docks  and  basins  to  be 
eated  in  hitherto  inaccessible  swamps,  the  effect  upon  this  suburban  land 
id  these  useless  swamps  can  be  readily  foreseen.  If  the  property  in  the 
righborhood  of  the  new  park,  the  new  public  building,  the  new  transit 
le  or  the  new  waterway  is  to  be  increased  in  value  by  some  act  of  the 
ty,  and  if  the  owners  of  this  property  are  to  be  enriched  by  this  act,  it 

fair  and  just  that  these  owners  should  contribute  more  per  unit  of 
sessed  value  toward  the  cost  of  the  improvement  which  is  to  enrich  them 
an  do  the  owners  of  other  property  more  slightly,  if  at  all,  affected. 

18.    General  and  Special  Benefits 

Local  Benefit.  In  the  case  of  streets  that  serve  a  strictly  local  purpose 
e  benefit  may  be  considered  to  be  entirely  local  and  the  entire  expense 
n  properly  be  assessed  directly  upon  the  abutting  property,  but  there 
U  be  many  cases  where  the  benefit  will  be  more  than  local  and  will  ex- 
ad  to  a  considerable  distance  beyond  the  immediate  frontage,  while  it 
ay  even  be  of  substantial  service  to  the  entire  city  or  even  the  metro- 
litan  district.  Nor  does  the  relative  amount  of  local  or  general  benefit 
all  cases  depend  upon  the  width  of  the  street  which  is  to  be  acquired 
d  improved  or  upon  the  cost  of  the  improvement.  A  street  50  ft  wide 
%y  be  of  more  general  use  than  one  100  ft  wide  which  has  been  planned 
give  a  distinctive  character  to  the  abutting  property  or  to  that  within 
limited  district.  An  improvement  costing  $100  000  in  one  part  of  the 
y  may  be  more  distinctly  local  in  its  benefit  than  one  costing  $10  000 
another  section. 

General  and  Local  Benefits  Affected  by  Street  Widths.  While  no  definite 
le  can  be  adopted  to  govern  the  distribution  of  assessments  representing 
neral  benefit  over  the  district  or  the  geographical  units  to  be  assessed, 
should  be  possible  to  prescribe  a  method  of  determining  the  amount 
d  extent  of  local  benefit,  particularly  in  the  case  of  new  streets  and  boule- 
rds.  Let  us  assume  that  60  ft  is  the  maximum  width  required  for  a 
>al  street;  then  the  entire  cost  of  acquiring  and  improving  all  streets 
ft  or  less  in  width  may  properly  be  placed  upon  the  property  within 
ialf  block  on  either  side  of  the  street.  In  the  case  of  wider  streets  that 
>portion  of  the  cost  represented  by  the  ratio  which  00  ft  plus  25%  of  the 
•ess  over  60  ft  bears  to  the  width  of  the  street  would  probably  be  an 
uitable  proportion  to  assess  upon  the  local  district.  Up  to  a  certain 
&ity  property  fronting  a  wide  street  is  more  valuable,  and  it  would  be 
mifestly  unfair  to  adopt  a  rule  which  would  result  in  making  the  cost 
acquiring  a  street  70  or  80  ft  wide  no  greater  or  possibly  less  than  would 
ve  been  the  cost  of  a  street  60  ft  wide.  On  the  other  hand,  after  a  street 
tches  certain  proportions,  additional  width  will  not  involve  additional 
aefit.  It  may  be  assumed  that  a  share  of  the  expense  which  would 
equivalent  to  paying  for  a  street  80  ft  wide  should  represent  the  limit 
local  assessment.  This  limit  would  be  reached  under  the  rule  proposed 
ion  the  street  becomes  140  ft  wide.  The  percentages  of  cost  which  would 
locally  assessed  would  therefore  be  as  follows  for  various  street  widths: 
ft.  100%;  70  ft,  89.3%;  80  ft,  81.25%;  90  ft,  75%;  100  ft,  70%;  120 
62.5%;  150  ft,  53.3%;  200  ft,  40%.  This  plan  of  distributing  the 
pense  is  shown  diagramatically  in  Fig.  1,  which  also  indicates  the  pro- 
rtion  of  the  cost  which  might  equitably  be  placed  upon  a  secondary  area 
t>enefit,  or  upon  the  entire  city  in  the  case  of  very  wide  streets.  It  has 
>»  assumed  that,  beginning  when  the  street  exceeds  60  ft  in  width,  the 
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amount  amused  upon  the  secondary  area  of  benefit  will  gradually  intM 
with  the  street  width  until  the  latter  becomes  140  ft.  at  and  after  •* 
the  frontage  assessment  and  that  on  the  secondary  area  will  remain  raw 
tively  at  the  proportions  corresponding  with  60  and  20  ft.  the  lumisij 
□f  the  expense  being  placed  upon  the  city  at  large. 

Tattle  Plan  of  Distribution  of  Assessment.     In  any  case,  no  rale  jbJ 

be  adopted  until  it  has  been  carefully  tested  and  it  has  been  demotmna 

that  the  assessments  levied  in  accordance  with  it  will  constant!}-  to* 

with     the    data* 
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Fig .  1.     Dinirun  Showing  Proponed  Distribution  of  the  Cent    Deputy  Chid  fit 

n(  Acquiring  Street!  of  Different  Widths  Bot  ween  the  Abut-    Deer  0(  ^  g,^d  ■ 

tint  Property  ud  Larger  Aral*  of  Benefit  Estimate  and  A|B* 

tionment  of  lie  01 

of  New  York,  in  accordance  with  which  about  32.5%  of  the  mm  in— 

would  be  placed  upon  the  first  10%  of  the  distance  to  the  outer  Knau 

the  area  of  benefit,  55%  upon  the  first  25%  of  the  distance,  and  80%  * 

the  district  extending  half  way  to  the  boundary  of  the  assessment  in  P 

Fig.  2).    The  diagram,  illustrated  in  Fig.  2,  could  also  be  used  to  detrrmiw  d 

boundary  of  the  district  of  assessment  if  it  were  decided  to  place  s  cefai 

percentage  of  the  expense  upon  the  immediate  frontage  and  to  djstriM 

the  remaining  cost  over  the  rest  of  the  district  in  properly  grain* 

proportions. 

19.  Installment  Assessments 
Payment  by  Installments.  The  privilege  of  paying  by  instaEraeEB  ■ 
given  by  some  cities  and  this  lightens  materially  the  burden  of  tie  cf 
erty  owner.  Such  a  policy  involves  a  greater  capital  investment  cat 
part  of  the  city  as  there  is  a  much  longer  period  between  the  time  of  * 
first  outlay  and  the  return  by  the  payment  of  the  assessments,  la  <a» 
cities  it  was  formerly  customary  to  pay  the  contractor  for  street  iropnsl 
merits  in  warrants  issued  against  the  owners  of  the  property  cbarHj 
with  the  cost  of  the  work,  such  warrants  being  a  lien  upon  the  real  es* 
and  the  contractor  being  obliged  to  enforce  payment  by  legal  acnes' 
he  could  not  otherwise  collect  the  assessments.  While  these  wan*) 
carried  interest,  the  delay  and  in  some  cases  the  legal  steps  requsw 
make  the  collections  resulted  in  substantially  higher  bids,  altho  lac  «W 
financial  obligations  were  lightened.  This  method  has  been  quite  fsM 
ally  abandoned.     The  city  pays  for  the  work  as  it  is  done  and  il 
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or  to  such  a  date  subsequent  thereto  as  will  allow  time  for  proper  notice 
t  the  amount  levied  against  each  piece  of  property  is  due.  After  a  read- 
able time  in  which  to  make  the  payments  the  assessments  become 
jars  and  a  higher  rate  of  interest  is  charged  until  they  are  paid,  and 
nany  cities  no  payments  are  accepted  except  for  the  full  amount  of  the 
jesment. 

benefits  of  Installment  Plan.  When  the  amount  of  the  assessment  is 
tibstantial  proportion  of  the  actual  value  of  the  property  it  is  exceed- 
ly  difficult  for  some  of  the  owners  to  discharge  the  obligation  in  a  single 
Tnent,  and  in  order  to  lighten  the  burden  the  right  to  pay  in  five  or 

annual  installments  is  sometimes  granted  when  the  amount  of  the 
Hssment  exceeds  a  certain  percentage  of  the  value  of  the  property  as 
sssed  for  purposes  of  taxation,  this  percentage  varying  from  10%  to 
low  as  3%.  The  value  considered  should,  of  course,  be  that  of  the 
i  exclusive  of  buildings  in  order  that  property  owners  who  have  added 
arable  values  by  the  erection  of  buildings  should  not  be  discriminated 
inst.     Interest  on  installments  is  usually  charged  at  the  rate  of  5  or 

from  the  time  of  the  levying  of  the  assessment  until  they  are  paid, 
h  interest  on  all 
►aid  installments 
ig  due  and  pay- 
3  with  each  in- 
Iment. 
uropean  Practice. 

European    cities 

rate  of  interest 
ch  is  charged  is 
>n  very  small,  in 
le  cases  as  low  as 
t  but  in  some  of 
je  cities,  especially 
Germany,  there  are 
ge  amounts  of  capi- 
available  for  this 
pose,  the  result, 
>n,  of  real  estate 
rations  in  which 
cities  may  engage 
he  result  of  profits 
n  the  operation  of 
public  utilities 
ch  are  generally 
iecl  and  operated 

the    municipali- 
.     This  does  not 

in  that  in  German  cities  it  is  easier  for  the  owner  of  a  modest  home 
secure  and  pay  for  his  street  improvements,  as  there  are  other  regu- 
ons  which  make  it  very  difficult,  if  not  impossible,  for  him  to  do  so. 
is  a  common  practice,  for  instance,  Jo  refuse  to  permit  the  owner  of 
lot  to  erect  a  building  until  the  street  upon  which  it  fronts  shall 
re  been  entirely  improved  with  curbing  and  pavement  connecting 
h  another  street  or  a  part  of  the  same  street  which  has  already  been 
Improved.     The  result  of  this  policy  is  that  the  built-up  parts  of  the 
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city  grow  solidly  outward  with  no  vacant  spaces  and  no  unimproved  start 
intervening  between  the  older  and  the  newer  portions.  Another  real 
that  street  improvements  and  building  operations  are  generally  undects) 
only  by  corporations,  such  as  banks  and  realty  companies,  having  isj 
dant  capital.  The  practice  of  allowing  assessments  to  be  paid  in  ibmI 
ments  appears,  therefore,  to  prevail  to  the  greatest  extent  and  on  the* 
liberal  terms  under  conditions  where  that  privilege  is  not  most  needeifl 
at  least,  where  it  cannot  be  availed  of  by  those  who  need  it  most. 

20.    Deferred  Benefits 

Potential  and  Immediate  Benefits  from  Improvements.  Benefit  nsi 
from  street  improvements  in  all  cases,  but  in  many  instances  it  is  a  p* 
tial  rather  than  an  immediate  benefit.  If  the  owner  of  the  property 
prepared  to  improve  his  holdings  at  once  in  order  that  they  will  bring  * 
some  return  the  benefit  is  realised.  If  he  has  not  the  means  to  develop! 
his  capital  investment  is  increased  by  the  amount  of  the  assessment  * 
will  bring  him  no  immediate  return.  If  the  property  is  already  built  tgv 
the  benefit  is  immediate  and  is  at  once  reflected  in  an  increased  re* 
value,  or  more  livable  conditions  or  better  business  conditions  if  he  on 
pies  it  himself.  In  the  great  majority  of  cases  the  abutting  propetji 
unimproved  and  unproductive  at  the  time  the  street  improvement  is  wd 
and  the  improvement  is  asked  for  in  order  that  it  may  become  product* 
or  marketable.  But  a  long  delay  often  ensues  before  the  owners,  o?a 
least  some  of  them,  are  able  to  take  advantage  of  the  bettered  condni* 
resulting  from  the  grading  or  paving  of  the  street. 

German  Method.  To  meet  such  conditions  some  cities  recogniw  4 
fact  that  the  benefit  is  deferred  and,  while  the  city  may  advance  the  mesQ 
the  assessment  is  not  payable  and  does  not  become  a  lien  upon  the  F* 
erty  until  it  is  improved  in  such  a  manner  that  the  benefit  ceases  to 3 
merely  potential  and  becomes  actual,  a  low  rate  of  interest  being  chirp 
for  the  period  between  the  initial  expenditure  and  the  imposition  of  a 
assessment.  This  also  is  distinctively  a  German  policy.  Its  great  adv* 
tages  to  the  property  owner  are  obvious  but  it  also  greatly  increaies&j 
amount  of  the  municipal  funds  which  are  diverted  from  other  porpon 
The  advantages,  as  in  the  case  of  installment  assessments  and  under  fl 
restrictions  noted  in  the  preceding  article,  are  enjoyed  by  the  corpora&a 
which  can  undertake  improvements  on  a  large  scale,  and  seldom  eita( 
to  the  small  individual  property  owner  or  purchaser  unless  the  corpooi 
tion  making  the  development  gives  him  the  advantage  of  the 
treatment  it  has  received.  Under  the  system  of  governmental  control 
regulation  which  generally  prevails  in  Continental  Europe  such  a  share  i 
the  advantages  of  the  system  are  likely  to  be  insured  to  him. 

Unused  Sources  of  Revenue.    In  the  United  States  such  metbo&< 
financing  local  improvements  have  not  been  attempted  owing  to  the 
sive  demands  which  are  made  upon  the  resources  of  cities  for  other 
poses.     It  is  only  lately  that  the  cities  have  begun  to  avail  themsefc** 
sources  of  revenue  other  than  those  derived  from  the  taxation  of  real 
Franchises  in  perpetuity  to  use  the  public  streets  at,  above  or  beneath 
surface  were  formerly  given  away  without  substantial  compensation- 
Federal,  State  and  Municipal  Governments  have  but  lately  awakeorfi 
the  necessity  of  conserving  and  developing  their  resources  in  such  a 
~ive  an  income  from  them.     They  have  not  been  disposed  to  stt 
r  service  which  it  has  been  argued  can  be  more  efficiently  «k1 
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nomically  furnished  by  private  corporations,  and  they  are  still  reluctant 
io  so.  The  size  of  vehicles  using  the  streets  has  increased  until  traffic 
eriously  obstructed  and,  while  loads  have  increased  until  the  pavements 
[  their  foundations  are  seriously  damaged,  no  steps  have  been  taken 
derive  a  revenue  by  the  imposition  of  a  special  tax  upon  vehicles  of 
waive  sise  or  upon  excessive  wheel  loads.  The  widening  of  the  road- 
re  to  accommodate  larger  vehicles  and  the  replacing  of  pavements 
ken  down  by  heavy  loads  involve  large  additional  expenditures,  while 

cost  of  administration  is  constantly  increasing  and  almost  the  entire 
den  falls  upon  real  estate.     Upon  this  same  real  estate  must  be  imposed 

cost  of  street  improvements  thru  the  medium  of  special  assessments. 
>  burden  is  a  heavy  one  and  some  of  the  methods  of  relief  which  have 
n  outlined  in  this  and  the  preceding  Article,  while  admittedly  desirable, 
not  be  adopted  until  some  other  means  are  devised  for  providing  rev- 
ee  in  addition  to  the  taxation  of  real  estate. 
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ORGANIZATION 

1.    General  Considerations  Relative  to  Organizations 

Hie  Essential  Prerequisites  of  an  Efficient  Highway  Engineering  Organiza- 
i  has  not  been  given  proper  recognition  in  many  localities  in  the  United 
ites.  The  fault  lies  partly  with  the  engineer  and  not  entirely  with  the 
itician,  who  frequently  is  blamed  for  this  state  of  affairs.  The  average 
called  organization  politician  of  the  leader  type  is  in  many  cases  a  man 
o  interests  himself  in  public  affairs  for  a  financial  return;  he  makes  a 
siness  of  politics  and  lives  by  it.  It  is  natural  that  any  public  work  not 
lerally  recognized  by  laymen  to  be  distinctly  engineering  work  would 
t  be  regarded  as  such  by  the  politician,  whose  desire  is  to  provide  as 
my  places  as  possible  for  his  associate  political  workers,  among  whom 
v  engineers  are  found.  The  responsibility  for  this  state  of  affairs,  there- 
e,  rests  in  a  measure  with  the  engineer,  since  the  engineering  profession 
a  whole  has  regarded  the  highway  problem  too  lightly  and  has  not  been 
ficiently  jealous  of  the  infringement  upon  its  rights,  namely,  to  supervise 
work,  public  or  private,  that  is  of  an  engineering  nature.     The  doctors 
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and  lawyers  have  to  build  up  safeguards  to  protect  what  they  consider  lW 
prerogatives.  You  never  find  an  engineer  supervising  or  eoodoeM 
work  coming  under  the  jurisdiction  of  either  one  of  these  profespoea.  sj 
there  are  innumerable  cases  of  lawyers  and  business  men  placed  at  theasj 
of  highway  departments,  the  excuse  being  that  they  are  executives.  Se*| 
theless,  this  is  engineering  work,  and  while  one  of  the  principal  reqssM 
for  such  a  position  is  executive  ability,  engineering  knowledge  if  eqsJl 
important,  and  the  real  qualification  essential  for  the  directing  had* 
successfully  conduct  such  a  department  is  engineering  executive  sbfc 
not  executive  ability  engineered  by  a  business  man  or  a  lawyer,  such*s« 
have  been  having  in  many  of  our  state,  municipal,  county  and  town  s$> 
way  departments. 

Responsibility  of  the  Highway  Engineer.  Business  concerns  must  *&* 
tise  their  goods,  not  only  for  the  purpose  of  encouraging  sales  but  kt  si 
protection  of  the  public,  as  well  as  for  self-protection;  they  must  call  atan 
tion  to  any  imitations  that  will  not  answer  the  purpose  or  bring  about  a 
desired  results.  Likewise,  it  is  the  duty  of  the  engineering  profession  to  flfa 
cate  the  public  to  get  a  dollar's  worth  for  a  dollar  of  expenditure,  whetixn 
relates  to  public  or  private  work,  so  long  as  it  is  engineering  work,  bf  s> 
ploying  competent  engineers  to  supervise  highway  and  other  eagfoessi 
work.  This  means  engineers  to  plan,  organise,  and  operate  all  hig&«] 
departments.  In  other  words,  a  proper  highway  engineering  orgaBnaflP 
does  not  mean  engineers  working  under  the  direction  of  a  lawyer  or  busas 
man  commissioner,  but  an  engineering  organization  from  top  to  b&tan 
with  an  engineer  heading  the  organization,  no  matter  what  the  title  may  ^ 
This  principle  is  an  important  one  and  should  be  ever  before  the  eapa* 
He  should  be  brought  to  consider  seriously  the  prerogatives  and  fuixa* 
rightfully  belonging  to  members  of  his  profession,  organisation  work,  es* 
tive  ability,  business  management.  The  outlines  of  highway  engines®! 
organizations  that  will  follow  are  based  on  the  principle  that  there  viD  fan 
single  executive  in  charge  who  shall  be  a  highway  engineer. 

2.    Fundamental  Principles  Underlying  Highway  OrgurfzaiksB 

A  Definition  of  Organization,  with  particular  reference  to  highway  w* 

follows:     The  combination  of  correlated  integral  parts  into  a  whole  to^ 

tematize  and  simplify  the  operation,  and  bring  about  a  maximum  of  efficiesfl 

in  the  service  rendered  with  a  minimum  of  friction.     Using  this  defini* 

as  a  guide  and  common  sense  principles  in  its  application  to  orgsniiafi* 

or  reorganization  work,  the  ground  work  will  embody  the  fundamental  j*» 

ciples  of  organization.  The  carrying  out  of  these  principles  involves  a  detain 

study  of  the  functions  coming  under  the  jurisdiction  of  the  organisation*^ 

their  relation  to  one  another.     The  combination  of  the  correlated  in**" 

parts  into  a  whole  should  constitute  a  logical  arrangement  of  the  P™^ 

functions  of  the  organization  and  not  an  arrangement  to  suit  the  person* 

unless  it  is  only  temporary  and  necessitated  thru  force  of  eircumstasa*| 

This  point  is  brought  out  because  there  are  so  many  instances  where  co**} 

functions  of  an  organization  are  grouped  for  the  purpose  of  putting  theavgl 

der  the  jurisdiction  of  an  individual  who  is  qualified  to  handle  the  work-  W 

is  contrary  to  the  fundamental  principle  of  organisation,  and  is  the  p«H 

"*  of  logic.     The  organization  should  be  planned  and  the  work  syfjfl 

'  in  such  a  manner  that  it  will  not  be  dependent  upon  acy  indrri&*^ 

i  idea  of  carrying  your  organization  in  your  hat  is  exploded*  m 

/  considered  to  be  the  greatest  enemy  of  sound  business  eaguW*1** 
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anagement  for  all  classes  of  public  works.  Unfortunately,  however, 
any  departments  are  still  run  along  such  lines,  the  officials  forgetting 
At  it  is  not  their  business  but  the  public's  business,  and  that  their  occupancy 

office  is  only  temporary,  while  the  business  must  go  on  forever,  which 
akes  it  perfectly  obvious  that  the  organization  should  be  planned  in  such 
manner  that  it  will  not  be  dependent  upon  them.  This  does  not  mean,  of 
•vixse,  that  a  poor  selection  of  division  heads  will  not  result  in  the  machinery 
jxxiing  down  or  becoming  somewhat  rusty.  In  order  that  the  organisation 
ay  operate  on  an  efficient  basis,  it  must  be  properly  guided,  and  right  v  ere 
-tention  is  called  to  the  fact  that  the  human  element  is  a  most  important 
ie.  To  control  and  operate  an  organisation  in  an  efficient  and  economical 
anner,  it  is  not  only  necessary  that  those  in  charge  of  the  different  func- 
tus know  how  the  work  should  be  done,  but  they  must  have  the  good  will 

their  men.  It  is  only  in  this  way  that  a  maximum  of  efficiency  can  be 
-ought  about  in  the  service  rendered  with  a  minimum  of  friction. 

Controlling  Factors  of  Highway  Engineering  Organizations.  The  control- 
is  factors  in  organizing  any  highway  engineering  department  come  under 
ie  headings  of  preliminary  studies  and  organization  of  an  operating 
apartment,  and  include  under  preliminary  studies,  (1)  scope  and  character 
:  work,  (2)  area  under  control,  (3)  population  and  how  apportioned; 
id  under  organization  of  an  operating  department,  (1)  planning  of  the 
rganization,  (2)  selection  of  the  personnel,  (3)  administrative  control, 
L)  division  of  responsibility,  (5)  systematizing  the  work.  The  general 
rinciples  involved  in  these  headings  apply  to  any  highway  engineering 
rganization,  and  in  order  that  a  logical  solution  of  the  problem  may  be 
resented,  each  one  of  these  controlling  factors  will  now  be  considered. 

3.    Scope  and  Character  of  Work  of  Organizations 

All  work  relating  to  public  property  between  the  boundaries  of  highways 
lould  come  under  the  jurisdiction  of  the  highway  department,  whether  it 
e  a  state,  municipal,  county  or  town  department. 

Municipal  Highway  Department.  The  work  that  should  come  directly 
nder  the  control  of  such  a  department  is  as  follows: 

1.  The  design  of  all  work  pertaining  to  the  highways,  including  park- 
rays,  park  drives  and  small  highway  bridges. 

2.  All  engineering  work  relative  to  lines,  grades,  inspection  of  construc- 
ion,  etc. 

3.  The  construction  and  maintenance  of  all  highways,  including  streets, 
oads,  parkways,  park  drives,  etc. 

4.  The  control  of  subsurface  structures  and  encroachments,  including 
11  underground  conduits,  pipe  lines,  service  connections,  vaults,  steps, 
treet  signs,  Btands,  etc. 

5.  Permits  and  licenses  for  vehicles  of  all  kinds. 

6.  Street  cleaning  and  snow  removal. 

7.  Collection  and  disposal  of  ashes,  rubbish  and  garbage. 

State  Highway  Department.  The  state,  while  not  having  the  variety 
rf  activities,  may  have  as  many  or  more  subdivisions  of  the  organization, 
hie  to  the  larger  area  under  control.     These  activities  may  be  as  follows: 

1.  Planning  of  route  layout  and  design  of  all  work  pertaining  to  the 
fystem  of  state  roads,  and  county  and  township  roads,  including  parkways, 
jark  drives  and  highway  bridges  under  state  aid. 

2.  The  control  of  all  engineering  work  relative  to  lines,  grades,  inspec- 
tion of  construction,  etc. 
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3.  The  construction  and  maintenance  of  all  highways,  including  ikm 
constructed  or  reconstructed  under  state  aid. 

4.  The  placing  of  subsurface  structures  and  encroachments,  on  or  vsis 
all  roads  under  state  control. 

5.  Permits  and  licenses  for  vehicles  of  all  kinds. 

6.  Enforcement  of  traffic  regulations. 

7.  Street  cleaning,  usually  snow  removal  on  roads  under  state  control 
County  and  Township  Highway  Departments  should  have  control  rf 

the  same  activities  for  highways  under  their  control  as  outlined  for  su* 
highway  departments.  State  laws  may,  however,  as  in  the  case  of  tnfc 
regulations,  give  jurisdiction  over  certain  activities  to  a  state  deparUaat 
In  some  cases,  a  township  or  even  a  county  may  have  charge  of  one  of  tb 
usual  activities  under  the  control  of  municipal  departments,  namely,  tat 
collection  and  disposal  of  ashes,  rubbish  and  garbage. 

4.    Area  Under  Control  of  Organizations  and  Distribution  of 

Population 

Area  under  Control.  It  is  obvious  that  in  so  far  as  it  is  possible  aS  tb 
work  should  be  controlled  and  operated  from  one  central  office.  This  pri> 
ciple,  however,  in  its  narrow  sense  can  only  apply  to  situations  where  thai 
is  a  small  area  under  control,  such  as  in  a  small  city  or  township.  As  tfer 
area  increases,  the  responsibility  for  carrying  on  the  work  must  be  delegated, 
and  while  primarily  under  the  control  of  the  central  office,  the  actual  oper- 
ations must  be  under  the  control  of  subdivisions  of  the  organisation,  fit 
example,  in  a  state  highway  department,  the  construction  and  maintenstf* 
work  will  necessarily  have  to  be  carried  on  under  a  number  of  subdivisK* 
of  the  department.  The  layout  of  the  routes  and  planning  of  the  wari 
drawing  of  specifications,  advertising  the  contracts,  etc,  however,  should  bt 
carried  on  in  the  central  office.  Likewise,  as  the  area  increases  the  perscs*1 
touch  with  the  engineers  and  employees  engaged  in  supervising  the  wort 
becomes  increasingly  difficult  and  makes  it  more  important  to  keep  tb 
organisation  machinery  well  greased  so  that  the  operations  will  run  akst 
smoothly,  and  not  only  will  construction  work  be  carried  on  to  the  be* 
advantage,  but  the  details  of  the  maintenance  will  be  given  the  attentka 
they  should  receive. 

The  Population  and  How  Apportioned,  is  one  of  the  controlling  faeton 
in  connection  with  the  layout  of  the  system  of  highways.  The  distribuov 
of  the  mileage  of  highways  thruout  a  system  will  materially  affect  the  loca- 
tion and  personnel  of  the  division  organisations. 

5.    Planning  the  Organization 

It  is  only  necessary  to  glance  over  the  scope  and  character  of  the  wort 
coming  under  the  jurisdiction  of  a  large  highway  department  to  becos* 
convinced  of  the  fact,  that  no  matter  how  able  the  personnel  may  be,  is* 
of  operation  and  economy  and  efficiency  in  controlling  the  different  branes* 
of  work  will  vary  with  the  character  of  organisation  under  which  the  depart- 
ment is  operating.  The  ideal  organisation  is  the  one  under  which  it  * 
possible  to  accomplish  results  in  the  most  efficient  and  economical  man* 
and  along  the  lines  of  least  resistance.  The  perfecting  of  such  an  org* 
izafion  is  the  real  problem  and  grows  in  importance,  depending  upon  til 
ber  of  activities,  volume  of  work,  and  area  under  control  cominf  w- 
he  jurisdiction  of  the  department.     The  fundamental  principle*  «* 
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>lved  in  the  planning  and  operating  of  a  successful  organization  are  the 
me,  whether  it  be  a  state,  municipal,  county  or  town  highway  departm- 
ent, tho  the  activities  are  of  a  somewhat  different  nature.  The  difficulties 
>  be  surmounted  depend  largely  on  whether  the  project  consists  of  planning 
i  organization  for  a  new  department  or,  which  is  more  often  the  case, 
ie  reorganization  of  an  existing  department.     The  latter  is  the  far  more 
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Fig.  1.    Organization  of  a  Modern  Highway  Department 

ntricate  problem,  and  one  that  will  be  outlined  with  reference  to  a  large 
nunicipal  department  in  an  endeavor  to  define  some  of  the  principles  in- 
volved and  the  difficulties  to  be  overcome. 

After  having  completed  the  preliminary  studies,  the  next  step  is  to 
proceed  with  the  plan  under  which  the  department  is  to  operate.  This 
must  be  done  with  a  view  to  the  future,  having  in  mind  the  passage  of  the 
necessary  legislation  to  put  the  department  on  a  thoro  business  basis,  and 
still  must  be  sufficiently  elastic  to  cope  with  existing  conditions,  as  most 
jf  the  operations  coming  under  the  jurisdiction  of  a  highway  department 
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are  of  such  a  nature  that  they  should  not  be  put  aside  pending  proposed 
legislation,  or  investigations  with  a  view  to  a  reorganisation  of  the  depart- 
ment. It  is  far  better  to  turn  the  work  out  under  what  might  not  be  an  idea 
organisation,  using  the  necessary  safeguards  to  see  that  it  is  properly  dam 
than  to  hold  up  the  work,  not  only  to  the  great  inconvenience  of  the  pofctc 
but  with  a  resultant  financial  loss  thru  interest  charges  on  appropriana* 
already  made,  and  depreciation  on  existing  plant,  to  say  nothing  of  the  k* 
due  to  carrying  the  overhead  charges,  and  the  deterioration  of  roads  ui 
pavements  thru  lack  of  maintenance.     Reorganisation  to  be  eonstroctaw 
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Fig.  2.    Organization  Chart  of  the  Function!  under  the 

Principal  Assistant  Engineer 
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must  be  brought  about  gradually.  The  primary  consideration  in  the  pi«*»wraff 
should  be  to  centralize  the  control  of  the  work,  not  only  as  relating  to  tht 
head  of  the  department,  but  this  principle  should  be  carried  right  down  thrt 
the  organization.  This  means  grouping  the  activities  and  combining  the* 
as  far  as  is  practicable,  so  that  not  only  will  the  head  of  the  departmeaft 
be  familiar  with  all  the  activities,  but  the  entire  supervising  force  will  fat 
trained  to  direct  all  branches  of  the  work.  This  will  do  away  with  shifts* 
responsibility  which  is  so  often  the  case  where  the  maintenance,  construct** 
and  street  cleaning  work  are  under  separate  divisions,  and  will  tend  to  msta 
the  organization  a  more  stable  and  lasting  one,  as  the  entire  force  will  s* 
working  as  a  unit,  and  being  familiar  with  all  branches  of  the  work,  each  sat 
every  one  will  have  an  equal  opportunity  to  advance. 

For  examples  of  organizations  based  on  centralised  control,  see  Figs.  1 
The  organization  chart  of  Fig.  1  is  for  a  large  highway  muni 
<nt;  and  charts,  Figs.  2,  3  and  4,  for  the  subdivisions  of  this 
nt,  as  will  be  seen  by  making  a  study  of  the  chart  for  the 
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>rganization.  The  organization  shown  in  Fig.  5  has  been  recommended 
or  a  large  state  highway  department,  see  (17).  The  fundamental  principle 
et  forth  in  these  organization  charts  is  to  emphasize  the  importance  of  the 
)rinciple  ol  centralization  of  control  and  the  delegation  of  responsibility  to 
lifferent  subdivisions  in  the  organization.  These  charts  can  be  very  readily 
worked  into  shape  for  use  in  any  state,  municipal,  county  or  township  de- 
>artment  by  making  the  necessary  changes  to  suit  the  different  character 
>f  work  and  titles  of  the  subdivisions  of  these  organizations. 

Selection  of  Personnel.    The  personnel  other  than  those  of  the  clerical, 
itenographic,  audit  and  accounts,  and  purchasing  divisions,  should  be  men  of 
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Fig.  3.    Organization  Chart  of  a  District  Highway  Force 

Mshnical  training  and  experienced  in  highway  engineering,  with  the  excep- 
ion  of  the  grade  of  inspector,  where  a  man  experienced  in  highway  construe- 
on  would  be  qualified.  The  entire  force  should  be  graded  in  such  a  manner 
lat  the  organization  will  be  well  balanced.  There  should  not  be  too  many 
or  too  few  of  the  employees  in  the  lower,  medium  or  higher  grades,  but 

proportionate  number  in  each,  depending  upon  the  amount  and  character 
F  work  involved.  The  clerical,  stenographic,  audit  and  accounts,  and 
orchasing  divisions,  as  a  general  rule,  remain  constant  all  the  year  around, 
hile  the  engineering  force  necessarily  varies  with  the  weather  conditions 
r  working  season. 

Inspectors.     In  most  cases,  the  temporary  inspection  force  should  con- 
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sist  of  men  who  have  had  practical  experience  in  highway  constroeJai 
such  aa  foremen,  pavers,  etc,  or  in  some  instances  college  graduates  or  M 
dents  who  make  a  practice  of  working  during  the  summer  months  sad  it 
have  had  practical  experience  in  highway  work,  as  a  green,  inspector  w 
usually  do  more  harm  than  good.  The  pay  for  these  inspectors  stai 
range  from  about  seventy-five  to  one  hundred  dollars  per  month.  Ordmss) 
during  the  working  season,  this  force  will  constitute  a  large  percentage^ 
the  entire  organisation,  and  it  is  obvious  that  those  engaged  in  the  inspect* 
of  construction  work  cannot  as  a  general  rule  be  carried  during  the  watt 
months  or  when  the  work  has  shut  down,  as  their  services  would  notb 
required.  There  are,  of  course,  cases  where  these  men  might  be  empkgd 
in  some  other  class  of  work  under  the  state,  municipal,  county  or  town**; 
government,  and  if  such  a  thing  can  be  arranged,  it  is  very  desirable,  s 
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Fig.  4.    Organisation  Chart  for  a  Division  of  Audit  and  Accounts 

the  services  rendered  by  persons  regularly  employed  are  superior  to 
of  persons  only  temporarily  engaged. 

Effect  of  Civil  Service  Regulations.     In  large  organisations  the 
of  the  personnel  is  one  of  the  most  important  factors,  and,  in 
localities,  is  becoming  one  of  the  most  difficult  problems,  due  to  the 
employed  by  some  of  the  civil  service  commissions  in  determining  the 
ifications  requisite  for  the  selection  of  candidates  for  the  higher 
where  personality,  broad  experience  in  controlling  work  and  good. 
business  judgment  should  be  the  primary  considerations.     These 
cations  are  recognized  to  be  essential  for  division  heads  in  whom 
"tmonsibility  is  centered  and  on  whom  the  success  of  the 

'y  depends,  and  it  is  obvious  that  the  selections  in  these  cases 
rt  somewhat  to  the  judgment  of  the  head  of  the  depertmen 
i  responsible  for  the   work,   rather   than   to  the  judgment 
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iivil  service  board  or  thru  open  competition  in  a  technical  e: 
Jivil  service  was  intended  to  safeguard  the  interests  of  the  public  and  to  do 
■way  irith  the  spoils  btsteu  but  the  principle  of  civil  service  should  be 
sonstrued  in  a  sufficiently  broad  manner  to  permit  heads  of  departments  to 
x>mmand  control  of  fie  work,  and  this  can  only  be  done  thru  a  broad 
ipplication  of  the  civil  service  taws  with  regard  to  the  selection  of  division 
leads  in  a  large  department.  Considerable  stress  is  laid  on  this  point 
is  the  responsibility  of  the  planning  and  success  of  the  organisation  or 
^organisation  in  a  highway  or  any  other  department,  rests  largely  with  the 
lead  of  the  department.      It  is,  therefore,  obvious  that  his  judgment  should 


airy  some  weight  in  the  selection  of  his  principal  aides  on  whom  he  is 
Impendent,  as  no  matter  how  correct  the  planning  may  be  to  carry  on  and 
ontrol  the  work,  the  ultimate  success  will  depend  largely  upon  the  person- 
ality and  judgment  of  these  men. 

The  Qualifications  Necessary  to  Hake  a  Successful  Division  Head 
■ary  with  the  scope  and  character  of  work  coming  under  the  jurisdiction 
,f  the  organisation.  Just  because  a  man  is  a  good  highway  engineer  does 
tot  mean  that  he  will  be  a  success.  Personality  and  business  judgment 
*rry  just  as  much  weight  as  engineering  ability.  The  right  type  nf  •"•"■ 
or  such  a  position  must  not  be  lacking  in  imagination  and  should 
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the  faculty  of  not  only  being  a  natural  leader  and  commanding  the  respect 
of  his  subordinates,  but  he  should  also  have  their  good  will  and  this  messs 
that  he  must  establish  a  sort  of  esprit  de  corps  in  the  organisation.  A 
man  who  operates  thru  the  good  will  of  his  subordinates  accomplishes  far 
more  than  the  stern  disciplinarian  who  lacks  their  good  will  and  is  feared 
by  them.  This  is  especially  true  in  government,  state  or  municipal  work, 
where  the  civil  service  laws  and  other  considerations  minimize  the  authority 
of  the  department  heads. 

In  Counties  and  Townships  as  a  rule  the  situation  is  quite  the  reverse  of 
that,  where  the  civil  service  is  administered  along  narrow  lines,  and  tot 
often  men  who  are  entirely  lacking  in  the  proper  qualifications  are  selected 
to  control  and  supervise  highway  work,  purely  for  political  reasons.  In  some 
instances,  the  authorities  believe  they  have  the  necessary  qualifications 
because  they  knew  something  of  the  practical  side  of  road  building  in  the 
days  before  this  work  was  revolutionized  thru  the  advent  of  the  automobile. 
This  type  of  man  usually  adheres  to  the  old  methods  and  is  too  set  in  bis 
ways  to  change.  In  these  days  every  county  and  township  should  hare 
the  advice  of  highway  engineers,  and  if  this  is  universally  done,  many  mil- 
lions of  dollars  will  be  saved  to  the  taxpayers.  In  every  case  an  engineer 
should  be  in  charge,  and  the  responsibility  for  the  selection  of  methods  of  cos- 
struction  and  types  of  pavement  should  rest  with  him,  and  the  local  authori- 
ties should  bow  to  his  judgment  in  such  matters;  his  assistants  should  al» 
be  engineers  or  men  experienced  in  road  construction.  The  selection  of  tht 
personnel  for  counties  and  townships  is  relatively  just  as  important  as  lor 
a  city  or  state,  and  as  is  the  case  in  all  matters  pertaining  to  a  highn? 
engineering  organization,  the  general  principles  enumerated  here,  with  refer- 
ence to  the  selection  of  the  personnel,  are  applicable  to  state,  municipality, 
county  and  township. 

ADMINISTRATION 

6.    Administrative  Control  of  fiighway  Work 

The  administrative  control  of  a  highway  department  is  dependent  upon 
a  proper  arrangement  of  the  functions  of  the  organisation  in  their  rebttka 
to  one  another,  operating  under  a  thoroly  systematized  procedure  designee 
to  bring  about  a  maximum  of  economy  and  efficiency  with  a  minimum  of 
friction  in  conducting  the  work  of  the  department.  The  administrate 
officers  should  act  in  an  advisory  capacity  in  connection  with  the  work 
coming  under  the  jurisdiction  of  the  department  and  should  show  tact. 
initiative  and  judgment  in  the  management  of  the  organization  and  n 
dealing  with  the  public,  other  departments  and  legislative  bodies.  Tb* 
phase  of  the  administrative  control  is  what  might  be  termed  the  businc* 
executive  side  of  highway  engineering  and  the  same  principles  should  goven 
this  work  as  are  in  vogue  in  up-to-date  business  and  public  service  corps* 
tions. 

The  administrative  control  should  be  vested  in  one  man,  and,  whatettf 

his  title  may  be,  he  should  be  a  highway  engineer  with  executive  abth*/ 

and  versed  in  the  principles  of  management.     If  the  department  be  a  hsf 

municipal  or  state  department,  it  is  particularly  desirable  that  he  shoo* 

have  had  experience  in  the  management  and  control  of  similar  work  whtft 

'~"i'ning  was  not  only  in  engineering,  but  embraced  experience  m  ffc* 

'•»  management  of  a  large  organization.     This  is  simply  going  oo  tkt 

that  from  an  administrative  standpoint  better  and  quicker 
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san  be  accomplished  by  the  selection  of  a  man  with  previous  experience 
Aian  one  who  might  have  ability  but  who  is  not  familiar  with  the  work, 
ind  who  would  necessarily  have  to  spend  two  or  three  years  studying 
conditions  before  formulating  his  organization. 

Disadvantages  of  Commissions.  It  is  a  great  mistake  to  put  this  work 
lnder  a  commission  of  three,  five  or  more  men,  as  is  the  case  in  many  states, 
counties  and  townships.  In  municipal  departments  there  is  hardly  a 
commission  controlling  highway  work,  and  the  only  reason  that  such  a  sit- 
lation  exists  with  reference  to  the  state,  county  or  township  work  is  because 
;heae  departments  are  newer  and  in  many  localities  more  of  a  political  than 
i  business  undertaking.  It  is  perfectly  obvious  that  better  results  can  be 
iccomplished,  and  much  quicker,  by  a  single  administrative  head  than 
,hru  a  commission,  and  in  this  connection  particular  attention  is  called  to 
,he  undesirability  of  having  large  boards  of  highway  commissioners  control- 
ing  the  work  of  the  townships. 

The  administrative  functions  embody  general  supervision  over  the 
appropriations  and  expenditures  of  the  department.  It  is  the  executive's 
irst  duty  to  see  that  the  appropriations  are  expended  wisely  and  in  an 
efficient  and  economical  manner.  He  should  also  see  that  the  public  are 
tept  informed  of  the  manner  in  which  the  moneys  are  expended  and  the 
work  is  being  carried  on.  It  is  also  his  duty  and  one  of  the  administrative 
'unctions  to  see  that  the  employees  of  the  department  are  properly  cared 
or  and  receive  full  recognition  for  their  services.  He  must  give  constant 
attention  to  bringing  about  a  spirit  of  cooperation  among  the  employees. 
Mo  organization  will  be  as  efficient  as  it  should  be  unless  there  has  been  es- 
;ablished  a  sort  of  esprit  de  corps  among  the  employees.  This  is  just  as 
mportant  as  any  other  part  of  the  work  coming  under  the  head  of  adminis- 
trative control.  It  is  also  just  as  necessary  to  accord  courteous  treatment 
£>  the  public,  no  matter  what  the  source  of  their  complaint  or  inquiry  may 
se,  in  public  business  as  it  is  in  private  business.  Every  communication 
ihould  be  answered  fully  and  completely,  and  in  this  way  the  people  will 
ye  given  an  insight  into  the  public  business  and  more  readily  appreciate 
he  necessity  of  conducting  it  on  a  business  basis.  One  of  the  administrative 
unctions  is  to  see  that  every  employee  is  instructed  to  and  does  accord 
courteous  treatment  to  everyone  with  whom  he  has  any  dealings. 

Division  of  Responsibility.  There  is  nothing  more  important  in  any 
>rganization  than  to  fix  the  responsibility  for  the  work  coming  under  the 
mpervision  of  the  different  functions  of  the  organization.  This  does  not 
nean  it  should  be  fixed  only  in  so  far  as  the  head  of  the  department  or  divi- 
sion and  subdivision  heads  are  concerned,  but  it  should  be  passed  right 
lown  the  line  so  that  each  and  every  employee  will  bear  his  share.  There- 
bro  the  proper  arrangement  of  the  division  of  responsibility  for  the  work 
s  one  of  the  principal  factors  in  any  organization,  as  no  matter  how  well 
she  work  may  be  systematized  and  how  perfect  may  be  the  procedure,  it 
will  fail  to  accomplish  its  purpose  unless  each  and  every  one  of  the  employees 
a  trained  to  accept  responsibility  for  his  part  of  the  work. 

7.    Administration  of  Maintenance  Work 

General  Considerations.    Admitting  that  every  department  is  more  or  less 
iependent  upon  a  good  organization,  the  condition  affecting  the  operation 
ind  control  of  a  large  municipal,  state,  county  or  township  highway  depart- 
ment will  be  briefly  analyzed.      The  greater  part  of  the  work  coming  un 
the  jurisdiction  of  such  a  department,  no  matter  how  large  or  how  sn 
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is  or  eventually  will  be,  maintenance.  Therefore,  the  success  from  tfei 
standpoint  is  probably  four-fifths  dependent  upon  the  organization.  It  a 
not  intended  to  underestimate  the  necessity  for  a  good  organisation  » 
handle  the  construction,  but  this  work  is  of  a  somewhat  definite  charaetff 
and  there  are  more  or  less  well  defined  principles  that  can  be  followed 
both  from  the  standpoint  of  the  office  and  field,  while  the  Tnafntfiiarat 
work  coming  under  the  jurisdiction  of  a  modern  highway  deparbncBt 
which  usually  embraces  all  branches  of  work  that  is  logically  highway  wort 
or  the  care  and  control  of  the  highways  within  the  right-of-way,  is  aa  b> 
definite  quantity.  It  is  practically  impossible  to  continuously  and  «*> 
tematically  maintain  pavements  and  roads  in  first-class  condition  in  aa 
economical  manner,  without  a  good  working  organisation  built  up  sksc 
the  lines  best  adapted  to  cope  with  the  conditions  involved  in  this  imporUsi 
branch  of  work  coming  under  the  jurisdiction  of  a  highway  departmesi 

Inadvisability  of  Separate  Maintenance  Division.  It  is  not  purposed  1» 
give  the  impression  that  the  maintenance  organisation  should  be  separated 
from  the  construction,  as  separate  organisations  are  apt  to  result  in  st 
overlapping  of  jurisdiction  and  a  tendency  to  shift  responsibility,  and  opa 
up  a  field  for  unlimited  excuses  as  to  whether  the  construction  or  maa- 
tenance  division  is  responsible  for  any  unsatisfactory  conditions  that  mi? 
arise  relative  to  the  pavements.  Furthermore,  it  is  obvious  that  the  logka 
organization  to  maintain  the  pavements  is  the  one  that  saw  them  laid  ask 
is  familiar  with  every  detail  of  the  construction,  as  very  often  a  knowledp 
of  apparently  trivial  conditions  in  connection  with  the  construction  boa 
an  important  part  in  the  future  maintenance. 

The  human  element  is  also  a  most  important  factor  in  this  questisa 
Human  beings  are  subject  to  influences,  not  only  in  so  far  as  they  affect  the 
individual,  but  collectively,  and  there  are  conditions  that  will  inflnnef 
an  organisation  striving  to  attain  a  purpose,  to  fall  short  of  its  accompb^r 
ment;  as,  for  instance,  where  the  construction  organization  is  not  charted 
with  the  responsibility  of  the  maintenance,  there  is  bound  to  be  a  sulsk 
influence  working,  which,  in  a  measure,  will  result  in  the  construction  diviswi 
taking  little  or  no  active  interest  in  a  pavement  after  it  has  oompbtei 
its  work.  This  method  of  handling  the  work  is  not  the  best  way  to  trsa 
engineers,  as  it  limits  their  responsibility  by  cutting  it  off  just  when  ib 
opportunity  presents  itself  to  protect  and  care  for  what  they  have  halt 
consequently  their  interest  is  bound  to  cease  to  a  certain  degree,  and  ti» 
organization  loses  that  intimate  knowledge  of  all  the  little  details  of  thr 
construction  which  play  such  an  important  part  in  future  maintenaacft 
It  is  the  intimate  knowledge  of  the  details  of  both  construction  and  main*- 
nance,  not  considered  separately  but  in  their  relation  to  one  another,  iW 
is  so  desirable  as  a  future  guide  in  highway  engineering,  consequently  tit 
combination  of  the  two  organizations  in  one  will  accomplish  far  bettir 
results  than  they  would  working  more  or  less  independently,  each  wits  * 
limited  responsibility.  Highway  engineering  may  be  considered  a  special!?, 
but  further  specializing  in  construction  and  maintenance  is  not  logoi 
as  the  two  are  dove-tailed  and  cannot  be  considered  separately.  Every  «*" 
gineer  engaged  in  highway  work  appreciates  the  fact  that  there  is  no  ssd 
thing  as  a  permanent  pavement  for  either  city  streets  or  country  road* 
consequently,  in  addition  to  the  cost  of  construction,  the  mainteoasft 
~'r  charges  during  its  life  must  be  included  in  the  final  cost  and  is  a  w* 
ant  factor  in  the  selection  of  a  pavement.  Therefore,  it  will  be  unif*- 
hat  any  reference  made  to  the  organisation  of  the  department  re&«* 
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to  the  one  organization  controlling  all  branches  of  the  work,  in  a  state, 
municipal,  county  or  township  department,  even  including  street  cleaning, 
which  i*  a  part  of  the  maintenance  work  that  should  come  under  the  jur- 
isdiction of  the  highway  department.  The  organisation  is  assumed  to  be 
jo  constructed  and  operated  that  practically  every  member  of  the  supervis- 
ing force  will  be  trained  to  supervise  all  the  branches  of  the  work  and  in 
this  way  the  employees  will  become  much  more  valuable  to  the  department. 

The  activities  coming  under  the  jurisdiction  of  the  municipal,  county, 
township  and  state  highway  departments  are  not  similar  in  every  respect, 
but  the  principal  functions  do  not  differ  sufficiently  to  affect  the  problem 
n  the  main.  A  large  municipal  department  embracing  street  cleaning,  col- 
lection and  disposal  of  ashes,  garbage  and  rubbish,  and  snow  removal,  to- 
gether with  the  general  problems,  such  as  construction  and  maintenance  of 
pavements,  etc,  embraces  a  greater  variety  of  work  than  does  a  state  de- 
partment but  principally  of  a  nature  that  is  essentially  maintenance  work. 
Likewise  in  a  large  state  department,  with  an  organisation  controlling  a  large 
irea  of  improved  highways,  the  maintenance  problem  is  more  involved  and 
complicated  than  in  county,  township  or  state  department  with  a  less  mileage 
)f  pavements  or  roads  under  its  care,  so  that  the  perplexity  of  the  problem 
ncreases  not  only  with  the  number  and  variety  of  activities,  but  with  the 
urea  of  the  territory  and  the  mileage  of  roads  and  pavements  coming  under 
the  jurisdiction  of  the  department.  It  is,  of  course,  a  much  simpler  matter 
io  cope  with  this  problem  where  the  work  involved  is  such  that  it  can  be 
controlled  from  a  central  office,  without  delegating  the  responsibility  to 
iivisions  and  subdivisions  of  the  organization.  This  is  especially  true  in 
naintenance  work,  as  there  is  always  a  tendency  among  engineers  to  be 
ax  in  attention  to  details  of  an  apparently  simple  and  routine  nature.  They 
ire  apt  to  overlook  the  fact  that  it  is  not  difficult  to  construct  a  pavement 
is  in  supervising  this  work  they  are  simply  following  more  or  less  standard 
ind  well  defined  principles,  where,  in  maintenance  work,  there  is  no  set 
{petrification  to  follow,  the  success  depending  upon  attention,  to  a  certain 
iegree,  to  daily  routine  and  principally  to  petty  details  that  present  them- 
selves in  the  actual  physical  work,  and  in  this  there  is  an  unlimited  field 
for  initiative.  The  difficulty  of  impressing  upon  the  supervising  force  the 
mportance  of  close  personal  attention  to  detail  in  connection  with  the  care  of 
the  pavements  is  one  of  the  most  important  factors  in  the  operation  of  a  large 
lighway  department,  and  must  be  reckoned  with  and  especially  in  these  times, 
when  the  public  is  becoming  more  and  more  exacting  and  virtually  demand- 
ing that  the  roads  and  pavements  be  kept  continuously  in  good  repair. 

For  convenience  the  different  branches  of  maintenance  work  will  be  grouped 
inder  the  following  classifications:  (1)  Routine  maintenance;  (2)  general 
naintenance;  (3)  emergency  maintenance.  For  illustration,  there  will  be 
considered  only  the  more  important  functions  under  these  classifications. 

Routine  Maintenance.  This  includes  the  cleaning  of  streets  and  this 
>ranch  of  work  involves  an  enormous  amount  of  petty  detail  that  is  only 
definite  in  character  in  so  far  as  the  schedule  of  cleaning  is  concerned,  which 
lsually  calls  for  a  general  cleaning  for  each  particular  street  every  so  often. 
rhe  amount  and  character  of  cleaning,  of  course,  is  largely  dependent 
ipon  the  traffic,  type  of  pavement,  and  density  of  population.  Therefore, 
relatively  speaking,  from  the  standpoint  of  the  state  or  county  highway 
Jepartment,  this  problem  is  a  comparatively  simple  one,  consisting  pri- 
marily of  the  cleaning  of  country  roads,  which  work  embraces  scraping  o'  *Un 
ihoulders  and  keeping  the  gutters  open.    The  magnitude  of  the  p 


1590      Organization  ^^  Administration  of  Highway  Depts.    Sect.  29 


to  take  into  consideration  the  maintenance  and  care  of  the 
themselves  than  is  likely  to  be  the  case  where  the  street  «l«*M*^g  is  net 
under  engineering  supervision. 

Systematizing  of  the  work  and  establishing  a  sort  of  esprit  de  corps  sit 
both  essential  adjuncts  to  an  efficient  and  economic  administration  of  a  high- 
way or  any  other  department.  Numerous  highway  departments  have  na 
who  are  loyal  and  enthusiastic,  but  their  work  is  not  conducted  on  m 
efficient  and  economical  basis  because  it  is  not  systematised.  The  he* 
method  of  establishing  a  permanent  spirit  of  cooperation  is  brought  ahost 
thru  arousing  the  interest  of  each  and  every  employee,  high  or  low.  tin 
establishing  a  definite  prdcedure  to  govern  each  function  and  operstioa. 
Under  such  a  system,  each  employee  assigned  to  any  subdivision  or  operatic* 
coming  under  the  jurisdiction  of  the  department  will  immediately  inqtzsc 
what  relation  his  task  has  to  the  work  to  which  he  is  assigned.  This  wfi 
lead  to  his  studying  the  forms,  charts,  etc,  and  will  naturally  arouse  his  inter- 
est, and  therefore  a  thoro  systematizing  of  the  work  and  a  definite  procedon 
governing  each  and  every  operation  is  essential. 

In  order  to  illustrate  this  point,  let  us  consider  for  example  the  efieett 
on  an  organisation  of  establishing  a  definite  procedure  for  the  work  of  tbt 
maintenance  forces.  Under  the  old  system  the  foreman  kept  the  time  of  tsi 
men  and  noted  the  material  received  for  the  work  and  after  the  job  was 
completed,  the  unused  material,  if  any.  This  account  he  turned  in  to  the 
main  office.  He  was  responsible  for  the  time  the  men  put  in  on  the  work 
and  the  amount  of  work  performed.  No  records,  however,  were  kept 
permitting  an  analysis  of  the  efficiency  with  which  this  work  was  performed, 
so  that  the  foreman  had  no  means  of  knowing  whether  he  was  peHonni&t 
his  work  in  an  efficient  and  economical  manner.  Under  the  circumstance* 
it  is  perfectly  natural  that  his  one  object  was  to  turn  in  the  time  of  the  bib 
and  to  perform  the  work,  not  necessarily  in  the  shortest  tune  possiDk 
or  at  a  reasonable  cost.  Now,  as  soon  as  a  definite  procedure  is  installed 
to  control  such  work,  the  foreman  is  given  job  orders  or  route  sheets  notsc 
the  work  he  is  to  do  and  the  order  in  which  it  is  to  be  performed;  the  tat 
sheets,  thru  which  the  time  of  the  men  is  kept  and  charges  *F"Mfrr  the  spe- 
cific parcels  of  work;  material  sheets,  thru  which  the  material  is  chargsi 
up  in  the  same  manner;  all  of  these  are  designed  to  bring  down  the  corf 
of  the  work  to  a  unit  square  yard  basis,  both  with  reference  to  cost  of  material 
and  labor.  At  first  these  forms  and  records  are  apt  to  confuse  the  old 
type  of  foreman,  but  after  he  has  been  thoroly  instructed  in  their  use  and 
has  been  using  them  for  a  time,  it  will  be  found  that  he  is  more  enthusisstk 
over  the  work  than  he  has  ever  been,  and  has  inculcated  this  spirit  in  tat 
laborers  in  his  gang,  with  the  result  that  not  only  is  the  work  done  at  a  low 
cost  but  it  is  done  in  a  more  efficient  manner. 

The  general  principles  set  forth  in  the  outline  of  the  several  procedure, 
such  as  planning  boards,  correspondence,  contracts,  unit  costs  and  pernsn 
and  licenses,  as  described  in  Arts.  9  to  13  inc,  can  be  utilised  in  any  high- 
way engineering  organization  by  making  the  necessary  modifications  t» 
suit  the  conditions  under  which  the  respective  departments  intend  to  tf 
are  operating. 

9.    Planning  Boards  and  Visible  Records 

*us  of  insuring  a  more  thoro  and  intimate  knowledge  of  tike  statat 

itions  coming  under  the  jurisdiction  of  a  large  highway  depart- 

hat  afforded  thru  up-to-date  records  and  definite  proecdafei 
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For  each  operation,  it  is  necessary  to  supplement  these  records  and  pro- 
3edure8  with  planning  boards,  containing  a  graphic  representation  of  the 
status  of  the  operations  in  such  a  manner  that  the  work  can  be  more  readily 
sod  trolled  than  is  possible  where  it  is  necessary  to  constantly  refer  to  office 
-ecords.  No  matter  how  thoroly  the  operations  of  a  highway  department 
nay  be  systematized,  where  the  heads  of  the  different  units  of  the  organisa- 
tion are  dependent  upon  daily  consultations  and  studies  of  the  records  on 
ile  to  enable  them  to  picture  in  their  minds  the  status  of  the  work  under 
,heir  jurisdiction,  there  is  always  a  certain  amount  of  lost  motion  and 
in  balancing  of  the  work,  resulting  in  one  locality  receiving  undue  considera- 
;ioo  at  the  expense  of  another  or  delays  in  the  starting  of  important  con- 
tracts due  to  unconsciously  yielding  to  outside  influences  interested  in  push- 
ng  forward  less  important  work.  This  new  scheme  for  controlling  the  work 
>f  a  department  thru  visualising  the  operations  enables  the  executive 
tnd  division  heads  to  at  any  time  obtain  a  picture  of  the  status  of  the 
operations  coming  under  their  respective  jurisdiction,  and  is  the  most-up- 
o-<late  system  heretofore  employed  in  highway  departments  or  industrial 
corporations  to  simplify  carrying  on  the  work  in  an  orderly  and  "systematic 
nanner.  Planning  boards  have,  after  a  thoro  trial,  proved  an  unquali- 
ied  success  and  one  of  the  most  practical  means  that  have  been  thus  far 
ieveloped  for  simplifying  the  management  of  such  a  department. 

This  method  of  visualising  the  status  of  the  work  also  enables  the  ex- 
ecutive to  readily  give  information  concerning  the  operations  under  his 
urisdiction  that  would  ordinarily  necessitate  communicating  with  the 
offices  where  the  records  are  kept,  resulting  in  a  delay  of  several  minutes 
>efore  the  information  could  be  obtained  from  the  record  files. 

Philadelphia  Bureau  of  Highways  Planning  Boards.  The  following 
>rincipal  objects  were  sought  in  connection  with  the  installation  of  the 
rystem  of  planning  boards  in  Philadelphia  by  the  author  while  Chief  of  the 
Bureau  of  Highways  and  Street  Cleaning,  1912  to  1917: 

1.  The  establishment  of  s  means  of  providing  the  chief  engineer,  the  division  en- 
gineers and  the  several  district  assistant  engineers  and  their  subordinates  with  a  con- 
inuous  and  complete,  concise  and  easily  accessible  graphic  record  of  all  authorized 
►respective  construction  and  maintenance  work,  and  of  the  current  status  of  all  work 
inder  contract  or  in  course  of  prosecution  under  their  respective  supervision,  in  order 
Ji*t  they  would  be  enabled  to  plan  and  administer  the  work  in  a  more  systematic, 
teonomical  and  efficient  manner. 

2.  To  eliminate  as  far  as  possible  the  necessity  for  the  engineers  to  make  daily  or 
»erhaps  constant  reference  to,  and  studies  of,  the  regular  filed  office  records  in  order  to 
•stable  them  to  form  a  mental  picture  of  the  status  of  the  work  under  their  jurisdiction. 

3.  The  institution  of  a  practical  means  of  controlling  or  equalizing  the  quantity 
►f  work  to  be  performed  in  different  localities,  and  in  determining  the  sequence  in 
vhich  the  work  could  be  prosecuted  to  the  best  advantage,  and  to  assist  in  the  subse- 
quent assignment  or  distribution  of  the  engineering,  inspection  and  working  forces. 

4.  To  facilitate  the  prompt  determination  of  any  general  information  relating  to 
.he  construction  and  maintenance  work  that  may  be  sought  by  the  public  and  that 
otherwise  would  not  be  available  except  after  more  or  less  detailed  investigation  with 
i  resulting  consumption  of  time. 

Equipment.  The  equipment  which  has  been  provided  in  connection  with  the  planning 
K>ard  system  includes  the  following: 

1.  Planning  Boards,  which  have  been  installed  in  the  offices  of  the  chief  engineer, 
Jie  2  division  engineers  and  the  7  district  assistant  egnineers  in  charge  of  general  high- 
iray  work  and  the  division  engineer  in  charge  of  bridge  and  sewer  maintenance. 

2.  Legends,  which  while  standard  in  all  possible  details,  necessarily  vary  more  or 
eae  in  order  to  adequately  provide  for  the  specific  data  indicated  on  the  four  general 
nodificationa  of  the  planning  board  in  use. 
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3.  Indicators,  pins  and  thumb  tacks  of  various  arses,  shapes  and  colore  smtsMi 
to  indicate  the  designations  shown  on  the  legends. 

4.  Current  Status  Visible  Records,  two  forms,  one  each  respectively  for  contra* 
work  and  for  municipal  force  work,  and  one  form  for  extensive  special  eonatroake 
work  for  the  information  of  the  chief  engineer;  and  one  form  in  three  parts  for  the 
use  of  district  assistant  engineers.  Upon  these  several  forms  are  indicated  the  pet  lintel 
details  and  the  current  status  of  all  work  authorized,  under  contract  and  in  course  a* 
prosecution. 

5.  Current  Status  Record  Files,  which  consist  of  a  visible  card  filing  darnels 
the  chief  engineer's  office  and  dip  filing  boards  in  the  offices  of  the  district  assess* 
engineers. 

6.  Daily  Progress  Reports,  which  indicate  daily  both  graphically  and  analylkaf; 
the  nature  and  quantity  of  work  performed  and  other  pertinent  data  for  each  joe. 

General  Construction  of  the  Planning  Boards.  In  general,  the  planning  hosest 
consist  of  a  map  enclosed  in  a  wood  frame,  of  either  the  entire  city  or  the  porta 
included  in  the  district  or  division  under  the  respective  engineer's  jurisdiction.  Tbe 
scale  of  the  map  is  made  sufficiently  large  to  permit  the  necessary  details  to  he  aeon 
with  ample  faaility.  The  maps  on  the  planning  boards  in  the  offices  of  the  chef 
engineer  and  the  division  engineers  are  drawn  to  a  scale  of  1000  ft  to  the  inch.  whOe  these, 
in  the  offices  of  the  district  assistant  engineers  vary  between  200  ft  to  the  inch  in  tsi 
congested  central  districts  to  600  ft  to  the  inch  in  the  outlying  districts.  The  enlsae- 
raent  of  the  scales  of  the  several  district  planning  board  maps  is  doe  to  the  need  tea 
greater  space  in  which  to  record  the  more  refined  details  which  it  is  essential  shoes' 
be  known  and  reckoned  with  by  the  district  assistant  engineers,  bat  which  need  not 
however,  be  considered  in  such  detail  by  either  the  chief  engineer  or  the 
engineers.  The  maps  contain,  for  the  territory  covered,  a  complete  and 
record  of  the  highways  physically  opened  and  also  of  those  not  physically  opeasl 
but  on  the  city  plan.  On  all  physically  opened  highways,  the  characters  of  the  en*> 
ing  roadway  pavements  are  indicated  by  colors.  Where  a  highway  contains  two  e? 
more  varying  types  of  pavements,  that  is,  the  gutter  or  track  pavements  differs*; 
from  that  of  the  shoulders,  the  actual  existing  pavement  conditions  are  indicated  as 
the  district  assistant  engineers'  maps  by  properly  coloring  the  relative  portions  of  the 
highway.  The  fact  of  a  pavement  being  under  maintenance  guarantee  is  rMrt*'* 
by  wide  pencilled  hatching  superimposed  on  the  character  of  pavement  coloring  aei 
which  is  erased  upon  the  expiration  of  the  guarantee  period.  The  existence  of  raSea? 
tracks  is  indicated  by  solid  black  lines  upon  which  is  placed  a  symbol  indScataag  da 
name  of  the  ownership.  A  single  line  indicates  a  complete  track  structure  and  tie 
number  of  separate  complete  track  structures  existing  on  a  highway  is  indicated  by  i 
corresponding  number  of  single  lines.  The  maps  are  securely  mounted  with  pspe> 
hangers'  paste  upon  a  wood  fiber  board  %  in  in  thickness,  which  is  securely  naffled  » 
the  wooden  backing  of  the  frame  enclosing  the  map.  The  planning  board  is  fastesst 
securely  to  the  office  wall  and  in  such  a  position  that  it  may,  if  possible,  he  adeqeatetr 
illuminated  by  daylight,  and  that  shadows  will  not  interfere  with  its  operation.  Wbm 
artificial  illumination  is  required,  this  is  supplied  by  means  of  a  special  trough 
reflector  containing  a  number  of  switch-controlled  tubular  tungsten  electric  ii 
lamps  and  concealed  in  the  canopy  at  the  top  of  the  planning  board  frame. 

Legends.    In  devising   the  legends   (see  Fig.  6)    an  effort  was   made   to  ha* 

them  mnemonic,  that  is,  to  assign  indicators  of  such  shapes,  sizes  and  color  as  wosil 

by  their  appearance  readily  associate  themselves  with  or  identify  the  work  or 

tion  they  were  intended  to  represent.    All  data  or  information  of  a  fixed  or 

permanent  nature  is  indicated  by  properly  colored  and  specifically  symboBed 

flat-headed  thumb  tacks  which  are  inserted  flush  with  the  surface  of  the  map.   fit 

order  to  facilitate  reference  to  information  in  greater  detail,  these  indicators  ss» 

each  contain  an  identifying  serial  number  which  refers  to  lists  annexed  to  the  rfatMi'y 

board  which  indicate  full  information  relative  to  definite  locations,  names  of  oeee> 

ships,  etc.    All  data  or  information  of  a  temporary  or  variable  nature  hi  hMfif^ 

*"*  means  of  colored  glass-headed  pins.    Three  sizes  of  pins,  as  relating  to  the  she  d 

w  head  are  used,  but  all  of  the  pins  have  short  stems  which  permit  the  gasi 

*ig  inserted  close  to  the  map  surface.    In  instances  where  two  or  even  ttew 

s  need  be  indicated  by  a  single  pin,  this  is  accomplished  by 

tain  two  or  three  properly  colored  concentric  circles. 
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LEG 


PERMANENT  DESIGNATIONS 


general: 


CHARACTER  OF  AUTHORIZED  CONSTRUCTION  WORK: 


(m)<B«*>   Main  Highway  Office 

HOTJCs  la  the  foOowtan  hdlcaUoas,tbc 
naiMriwl  dostganttaaa  of  dbtfrfcts 

(Y)«U4>    District  Highway  Office 

(£)  (wuu)  Service  District.  Btwat  Canning  and 
v-'  Aab,  KnbWah  sad  Garbage  ColloeOoa 

MOTE:  la  tbo  following  indloatiooa,  lb* 
atrial  MoatJaoatkn  oamomla  tofar  to 
eomapoadlagr/  nnbowl  detailed 
aotea  on  Uausnnaud  berevkb. 

r,>(BiM>   Store  Yard 


(§)  a<b>)  Dump,  Aab  RobWab  or  Street  Dirt 
<g)fT^w)Omi-bajfe  Dlapoaal  Plant 
(g)(TJb«)  Rubbish  Disposal  Plant 
($£)(*•&»•)  Stable,  8errSee  Contractor's 
f  (»■■*)  Contractor's  Asphalt  Plant 
f(BWi)  Municipal  Asphalt  Plant 

EXirriNQ  PAVEMENTS: 
Asphalt  Block 
Bitanainoaa  Macadam 
Cement  Concrete 
Cobble  or  Rabble 
Sheet  Asphalt 
Bias  Bloek 
8tone  Block 

Unimproved,  Graded,  Dirt,  Cinder,  «u. 
Vitrified  Block 
Water  bound  Macadam 

Wood  Block 


jfPjO) 
TBCT 


(Mt 


P»F»>) 


■s? 


Uava  BmcWJ) 


MISCELLANEOUS: 


HD 


TEMPORARY  OR  VARIABLE  DESIGNATIONS 


(Yrtowj 

7S5T 


-|< — ir 


ii — ir 


Qrading 
pavement: 

Bituminous  M»'**'**m 
Cement  Concrete 
Sheet  Asphalt 

Stone  Bloek 
Vitrified  Block 
Watesbonnd  Jf«pn^«nn 
Wood  Block 

INDICATION  OF  LIMITS  OF  WORK; 
If  Highway  is  not  Colored 

II  Highway  is  Colored 

II  ncoeanry  la  ooojnnotlon  with  (bo  pnrlona 
Indication!  to  show  lhnlto  of  oonllgaoaa 
aniborliatlona. 

If  WorkJs  that  of  Surface  Treatment 
work  details: 


©'mi.*  Railroad  Siding 
■1  District  Boundary  Line 


J^Uiieat  aeeeaaky  far 
®  %£^Hateriala  Ordered 

®f££* Materials  Delivered 

(Black*  Contractor'a  ArpbaK  lUpaMag  Gengi 

Watt*  >  General  Working  Location 
(Back*  Municipal  Aanbalt  Repair  lag  Gangi 

WKuJOencnTWorftJag  Leoatloa 

miscellaneous: 

0fBU«*)  Ordinance  ptndtag  to  antborke  Work 

Ott§*«)  Outstanding  Tickler.  Indicating  tbo  ex! 
sf  opes  relatrre 

DETAILED  INFORMATION : 

Full  detailed  Information  relafhrctotbe 
current  atatue  of  tbe  legal,  contract, 
ttractuml  and  olbar  governing  oendifc> 
h»«  pertaining  to  all  work  portad  oo 
tbla  planning  board  lc  todloat«d  on  tbo 
fadrrktaal  card  roeorda  for  oaob  apooMo 
Mtthoriutloa  hi  tbe  Current  Statna  ale. 


TECHNICAL  CLASSIFICATION  AND  STATUS  OF  WORK 


CONTRACT  WORK: 


Grading 

©oL^3®ffi,.,®  tt,  ®&>®J!k@ft£ 

Paving 

©(W®  ••    ®  «    ®  « 

®    -     ®     " 

Repaving 

©<»••*©••  ®»  ®« 

®   »     ®     « 

Surfacing 

0Wk«u^)  ..      (§)  »      @  ., 

®    «     ®    - 

Resurfacing 

©Br«-@..      @"      ®« 

®»     ®     - 

Speeial  Construction  Work 

©»®»      ®"      ®" 

®   -     ®    " 

MUNICIPAL  FORCE  WORK: 

Extensive  Surfacing,  Resurfacing 
and  Repaving 

«  .    .  ■  «               w#ffc  m  yfwgratf 
BcM«M             ^  Mealelpal  fare- 

©tOiaj)                @(0»Btaa) 

Duet  Layer  Treatment 

0(Or,— 1)              (g)       ., 

Bi tamfnow  Surface  Treatment 

0  (Y*Uew)             (^)       at 
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Operation  of  th  e  P 
Tor  the  prompt 
centralized  is  r 
from  the  repar 
occurring  since 

insertion  or  removal  of  pina  of  the  i 
however,  the  record  of  tfc 

reported  by  a  patrol  Inspector; 
engineer  or  uj  of  his  subordinates;  notice  from  the  main  highway  uffiee  or  any  flat 
municipal  department,  from  the  police  or  from  the  public.  Where  two  or  mora  itinera 
characters  of  pavement  exist  upon  a  highway,  the  indicator  pin  a  placed  upon  (as 
portion  of  the  highway  which  indicate  the  character  of  pavement  requiring  the  repeal 
which  may  be  the  track,  the  shoulder  or  a  gutter.     All  inatiucUona  from  the  (be 


aa  an  outstanding  tickler  which  constitutes  a  current  record  of  all  such  marten  a 
closed  out  by  a  final  report  to  the  main  office.  The  trouble  marker  in  need  to  mens 
any  retarding  condition  relating  to  either  an  administrative  detail  or  the  phj 
work,  luch  ai  legal  obstadee  preventing  authorized  work  being  placed  under  cos 
and  delays,  interruptions,  or  suspensions  of  work  in  progress,  etc  Of  eoura 
indicator  pina  are  removed  immediately  alter  the  Indicated  condition!  an  low 
longer  to  exist.     When  the  finished  work  la  that  of  original  pavement  or  men  . 

indicate  the  new  type  ol  pavement  suriace- 
a  the  several  district  highway  offices  and  in  the  dn 
of  bridge  and  sewer  maintenance,  the  daily  route  sheets  indicating  the  work  to  h 
formed  by  each  municipal  repair  gang  are  prepared  by  direct  reference  to  the  aha 
board,  where  every  condition  such  as  general  repairs  to  a  street  or  even  an  ee 


The  routing  of  the  repair  gangs  la  one  of  the  moat  important  funcaana  of  Che  pea 

board.     The  pins  indicating  work  in  progress  by  the  municipal  forces  also  esna 

serial  number  which  identifies  the  name  of  the  gang  foreman  In  charge  of  tea  1 

'Went  Status  Records,     In  addition  to  the  data  regularly  carried  on  th*  f" 

_      the  current  status  of  the  legal,  contract,  structural,  and  other  governing-  ess 
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'hlch  should  be  readily  accessible  but  which  on  account  of  their  multiplicity  it  would 
ot  be  practicable  to  indicate  on  the  planning  board.  This  information  is  recorded 
i  a  very  accessible  manner  by  means  of  individual  card  reoords  properly  filed  in 
bible  filing  devices  which  are  located  adjacent  to  the  planning  boards.  Three  forms 
f  current  status  card  records  are  provided,  one  form  being  for  municipal  force  work 
ad  one  form  for  contract  work,  both  of  which  are  used  in  the  chief  engineer's  offices, 
hose  records  are  so  designed  as  to  permit  the  indication  in  a  concise  manner  and  in 
tgical  sequence  of  all  the  pertinent  information  relative  to  current  conditions.  The 
wign  of  the  current  status  record  form  used  in  connection  with  the  district  planning 
oards  is  such  as  to  make  it  possible  to  post  graphically  from  the  inspector's  daily 
rogress  reports,  either  daily  or  weekly  as  may  be  desirable,  the  percentage  of  each 
ration  of  the  work  finished  and  the  percentage  consumed  of  the  total  time  allowed 
ir  the  completion  of  the  work  (see  Form  A). 

Inspectors'  Daily  Reports.'  Each  inspector  having  supervision  of  construction  or 
taintenance  work  is  required  to  submit  daily  reports  in  such  detail  that,  in  addition 
>  their  other  purposes  of  record,  they  furnish  the  data  necessary  to  the  prompt  current 
wting  of  both  the  planning  boards  and  current  status  records.  The  daily  progress 
port  on  each  job  as  submitted  to  the  division  engineer  by  the  inspector  is  printed 
i  a  postal  card  and  the  most  recent  one  of  the  reports  for  each  job  is  daily  inserted 
t  a  visible  filing  board,  thus  constituting  an  economically  operated  current  status 
cord* 

10.    Unit  Cost  Records 

Unit  cost  records  serve  as  a  basis  for  determining  upon  future  appro- 
bations. They  also  serve  as  a  means  of  control  over  the  operations  of 
te  department,  bringing  out  the  strong  and  weak  points  in  the  organisation 
id  the  economy  and  efficiency  with  which  the  work  is  being  performed, 
►th  by  comparing  the  different  units  of  the  organisation  with  one  another, 
id  the  different  characters  of  work  of  the  department  with  different  units 
the  organisation  and  like  work  in  other  localities. 

These  costs,  principally  in  repairs  to  pavements,  bituminous  surface 
Mitments,  street  cleaning,  and  other  classes  of  work  that  can  better  be 
me  by  day  labor  forces,  employed  directly  by  the  highway  departments, 
an  by  contract,  will  be  a  most  important  factor  in  enabling  any  depart- 
mt  to  make  greater  strides  toward  putting  this  work  on  an  efficient  and 
onomical  basis.  Records  of  this  kind  are  invaluable  as  a  means  of  con- 
>1  in  conducting  work  coming  under  the  jurisdiction  of  any  highway  organ- 
ition,  and  will  result  in  bringing  about  a  spirit  of  rivalry  between  the  dif- 
-ent  subdivisions  and  units  of  the  organisation. 

The  moral  effect  on  an  organisation  is  alone  a  justification  for  keeping 
it  cost  records.  This  is  illustrated  thru  the  pride  aroused  in  the  men  in 
[inaction  with  their  work.  The  natural  instinct  of  mantis  to  excel  in  his 
dertakings,  but  we  must  remember  that  men  will  be  led  and  not  driven, 
d  if  we  are  to  get  the  best  out  of  them  we  must  arouse  their  interest  in 
rir  work  and  impress  them  with  a  sense  of  their  responsibility  and  there 
no  better  way  to  do  this  than  thru  the  friendly  competition  resulting 
in  the  use  of  the  unit  cost  records. 

[n  some  quarters  there  has  been  a  rather  general  impression  that  the  nec- 
ary  job  orders,  route  sheets,  time  sheets,  material  reports  and  progress 
torts  which  the  foreman  is  required  to  handle,  are  apt  to  confuse  him  and 
isequently  tend  to  decrease  rather  than  increase  the  efficiency  of  his  work. 
is  is  not  so;  on  the  contrary  it  tends  to  develop  the  foreman,  awaken  his 
erest*  and  in  many  instances  makes  a  new  man  of  him  because  he  is 
eed  on  his  mettle,  taken  in  to  a  certain  extent  on  the  financial  and  business 
I,  made  a  more  important  factor  in  the  organization,  and  consequently 
work  means  more  to  him  than  the  mere  physical  results. 
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Value  of  Unit  Costs.  To  insure  the  efficient  administration  of  any  com- 
mercial or  engineering  organisation,  certain  well-defined  fundamental  lm«?tf 
management  must  of  necessity  be  recognised  and  adhered  to.  Among  tfe 
foremost  of  these  laws  is  the  one  emphasising  the  importance  of  a  determina- 
tion of  the  unit  costs  of  performance  or  production.  An  organization  and  m 
administrative  equipment  may  presumably  be  ideal  in  every  respect  and  j«t 
in  the  final  analysis  not  produce  the  results  or  accomplish  the  purpose  for  wfcssi 
it  was  created.  It  is  a  knowledge  of  the  unit  costs  of  the  organisation '5  pa* 
formances  that  places  the  executive  or  managing  officer  in  possession  of  (se 
facts  it  is  most  necessary  and  essential  he  should  know.  As  unit  costs  eocss- 
tute  an  absolute  and  true  index  of  the  relations  between  funds  expended  ssi 
results  accomplished,  this  subject  in  so  far  as  it  relates  to  public  work  activi- 
ties is  properly  becoming  more  and  more  the  concern  of  a  critical  pubik. 

An  illustration  of  the  advantage  of  keeping  records  of  this  kind  was  a 
connection  with  the  bituminous  surface  treatment  work,  which  is  the  pca~ 
cipal  factor  in  modern  highway  maintenance  of  water-bound  macadss 
streets  and  roads,  in  Philadelphia  during  1913  and  1914.  The  unit  eos. 
records  of  this  work  formed  in  1913  showed  an  average  cost  of  7.3  cents  pff 
sq  yd,  while  in  1914,  the  average  cost  was  5.8  cents  per  sq  yd.  or  * 
saving  of  1.5  cents  per  sq  yd  over  1913.  This  saving  was  a  direct  ressl 
of  making  an  analysis  of  the  items  of  cost  for  1913,  thru  which  it  ** 
possible  to  point  out  the  weak  points  in  the  performance  of  the  work,  wits 
the  result  that  in  1914  more  attention  was  given  to  the  different  operatksff 
of  the  work,  the  cost  of  which  was  considered  to  be  too  high  the  previous  jest 
Of  this  saving  of  1.5  cents  per  sq  yd,  about  0.5  cent  per  sq  yd  was  due  to  tat 
fact  that  a  number  of  the  treatments  were  second  applications  and  natursfy 
required  a  lesser  amount  of  bituminous  material  per  square  yard,  and  us* 
reduction  in  the  cost  of  gravel,  but  approximately  1  cent  per  sq  yd.  or  s 
saving  of  14%  of  the  entire  cost  of  the  work,  was  entirely  due  to  tar 
increased  efficiency  of  the  organisation  in  handling  the  work. 

Information  Obtained  from  Unit  Cost  System.  Aside  from  furnishis* 
data  calculated  to  justify  or  discredit  the  existence  of  an  organisation,  «r 
the  outlay  of  funds  for  the  accomplishment  of  a  definite  function  or  purpose 
unit  cost  reports  assist  in  determining  certain  matters  of  policy  and  admst- 
istration.  The  maximum  possibilities  of  a  unit  cost  system  naturally  vsrf 
with  the  conditions  existing  in  the  organisation  in  which  it  is  operated. 
In  installing  the  unit  cost  system  the  following  objects  should  be  sought: 

1.  To  ascertain  the  quantity,  and  total  and  unit  cost  of  each  class  «f 
work  performed,  which  will  provide  data  to  facilitate  the  preparation  *f 
budget  and  prospective  work  estimates  and  also  afford  a  basis  from  wbkfc 
may  be  determined  the  fairness  of  unit  prices  bid  on  contract  work. 

2.  To  provide  data  to  assist  in  the  determination  of  the  time 
which  it  would  be  undesirable  for  economic  reasons  to  continue 
work  on  existing  roads  or  pavements,  or  in  other  words,  the  time  wis* 
replacements  must  be  contemplated. 

3.  To  secure  by  interpretation  of  the  data,  knowledge  as  to  the  eflkaeay 
of  performance  of  a  department's  forces,  and  to  assist  in  showing  dw* 
adequacy  of  the  service  rendered  to  the  public. 

4.  To  show  the  quantity  and  cost  of  each  class  of  work  performed 
in  the  boundaries  of  any  district,  or  unit  length  of  highway,  or  on  any 
-♦-ucture  or  job.  , 

no  show  separately  the  varying  and  principal  elements  of  expense,  rack 
-,  hauling  and  materials,  entering  into  the  cost  of  each  class  of  wort 
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6.  To  produce  in  the  subordinate  employees  the  beneficial  moral  effect 
esulting  from  a  realization  that  records  of  their  performances  are  brought 
o  the  attention  of  their  superiors. 

7.  To  promote  friendly  competition  between  similar  units  of  the  organi- 
ation  and  establish  a  sort  of  esprit  de  corps  among  the  men. 

As  in  most  localities  the  construction  of  highways  is  under  contract, 
U  the  work  performed  by  the  department  forces  is  that  of  maintenance. 
t  is  possible  to  design  a  standard  unit  cost  system  sufficiently  flexible  to 
iermit  its  application  to  any  class  of  maintenance  work.  The  principal 
eneral  classifications  into  which  the  maintenance  work  performed  by  de- 
partment forces  is  divided,  and  for  each  of  which  a  complete  distinctive 
nit  cost  system  should  be  provided,  are  as  follows:  (1)  Highways; 
2)  street  cleaning;  (3)  bridges. 

Unit  Cost  System  for  Maintenance  of  Highways.  Except  in  minor 
etails  the  procedure  for  each  of  these  systems  is  similar.  Considering 
his,  and  also  the  fact  that  while  the  procedure  for  the  highway  maintenance 
apair  unit  cost  system  includes  greater  variations  from  the  standard, 
nd  at  the  same  time  also  embodies  all  of  the  standard  principles  governing 
tie  systems  for  the  remaining  classifications,  these  will  be  omitted  in  favor 
f  a  description  of  the  general  conditions  and  considerations  governing  the 
ighway  maintenance  repair  unit  cost  system,  in  a  large  municipality,  which, 
ith  the  necessary  modifications,  can  be  used  for  a  state,  county  or  township 
ighway  department.  This  work  should  be  subdivided  into  two  general 
lb-classifications  as  follows: 

1.  Restoration  work,  which  includes  the  replacement  of  highway  pave- 
tents  opened  by  individuals  or  public  utilities,  for  which  the  municipality 
jceives  remuneration,  and  the  replacement  of  pavements  opened  by  any 
tunioipal  department. 

2.  General  maintenance  work,  which  includes  all  work  done  on  the  high- 
ways and  not  included  under  (1). 

To  facilitate  the  reporting  of  field  data,  the  work  included  in  the  two 
receding  general  sub-classifications  should  be  divided  into  the  three  fol- 
twing  divisions: 

1.  Restoration  and  maintenance  of  streets. 

2.  Restoration  and  maintenance  of  roads. 

3.  Bituminous  surface  treatment  and  sprinkling. 

Maintenance  Chargeable  to  Different  Funds.  All  of  the  work  performed  in  a 
tmicipality,  both  restoration  and  maintenance  should  be  chargeable  to  either  of 
le  two  following  funds.  (1)  City  fund;  (2)  street  railway  assessment  fund.  This 
vision  of  funds  is  occasioned  by  the  fact  that  in  some  municipalities  the  street  railway 
impanies  pay  annually  to  the  city  a  fixed  amount  to  compensate  the  municipality 
r  the  maintenance  and  replacement  of  roadway  pavements  on  the  highways  occupied 
r  their  tracks.  The  fact  as  to  whether  or  not  the  highway  on  which  the  work  is 
stormed  is  occupied  by  the  street  railway  company's  tracks  should  be  reported 
r  the  foreman  in  charge  of  the  work  and  this  should  govern  the  fund  against  which 
e  work  is  charged. 

Kinds  of  Forms  Used.  To  provide  for  the  operation  of  the  unit  cost  system  and 
e  attainment  of  the  objects  for  which  it  is  instituted,  the  following  set  of  forms 
ould  be  provided: 

1.  A  schedule  of  mnemonic  symbols  representing  each  and  every  class  of  work 
Bly  to  be  encountered. 

2.  Daily  route  sheets,  one  each  for  restoration  work  and  maintenance  work  re- 
ectively. 

S.  Material  issue  orders. 

*>  Composite  labor,  material,  hauling  and  progress  record  forms,  one  each  for  pave- 
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ment  restoration  and  maintenance;  road  restoration  and  maintenance;  and,  fvfc 
treatments  and  sprinkling,  respectively. 

5.  Coat  record  forma, 

6.  Highway  maintenance  record  forms,  one  each  for  blocks  and  intersection  » 
sportively.  Note:  For  the  purposes  of  the  maintenance  records  a  block  is 
to  be.  l  length  of  highway  lying  between  the  near  curb  line  of  the  two 
intersecting  highways,  and  an  intersection  is  considered  to  be  that  portiaa  of  s» 
main  intersecting  highways  lying  outside  of  the  curb  lines. 

7.  Printed  instructions,  enclosed  in  a  pocket  folder,  ««pl«iti{i»c  in  detail  the  ■»•* 
the  forms  and  the  general  operation  of  the  system. 

To  insure  universal  and  definite  knowledge  concerning  the  operation  of  the  ositdt 
system,  every  employee  having  to  do  with  the  system  should  be  provided  sfiis 
schedule  of  work  symbols  (see  Form  B)  and  a  set  of  written  instructions  (see  ForaO. 

On  all  of  the  forms,  two  colors  of  ink  should  be  used  in  column  headings,  red  s- 
dicating  that  the  data  wOl  be  supplied  by  the  office,  and  black  indicating  thai in 
to  be  supplied  by  the  gang  foreman.  Wherever  practicable  the  data  suppbelF 
the  office  should  be  typewritten.  Gang  foremen  should  not  be  permitted  to  sakr* 
keep  any  records  concerning  the  work  except  on  the  indicated  forms  and  these  oast 
should  be  made  while  actually  engaged  on  the  work. 

Field  Use  of  Forms.  Except  when  a  longer  period  of  time  is  required  to  fins*t 
specific  parcel  of  work,  the  gang  foreman  should  be  provided  each  day,  by  the  dstia* 
office,  with  a  Route  Sheet,  Form  D,  indicating  the  location  and  order  in  which  ts*w* 
is  to  be  performed  that  day,  separate  forms  being  used  for  restoration  work  and  saie*- 
nance  work  respectively.  For  each  class  of  work  the  gang  foreman  should  enter  tsesak 
symbol  and  the  length,  width  and  area  of  the  work  performed.  Upon  corepW* 
of  the  work,  he  should  sign  and  transmit  this  report  to  the  district  office  for  apsnsf 
by  the  district  engineer,  who  should  then  forward  it  to  the  main  office. 

On  the  first  day  of  each  week  each  gang  foreman  should  be  furnished  with  cmc*> 
copies  of  the  Time,  and  Progress  and  Material  Sheet  for  that  week.  These  foe* 
should  contain  the  district  number  and  date,  and  the  name,  position  and  rate  of  pf* 
each  employee  in  the  gang.  During  the  progress  of  each  day's  work  the  foBowiar  ds* 
should  be  recorded  on  these  forms  by  the  gang  foreman:  the  work  symbol,  phots  a 
the  spaces  headed  Order  No.,  the  fund,  the  time  of  arrival  and  departure  on  the  j**1 
each  workman  and  team,  the  location  of  the  work  indicated  by  block  or  interaecoa, 
the  length,  width  and  area  or  thickness  of  work  performed,  the  quantity  and  eharaewW 
materials  received  and  used,  and  the  number  of  hauling  trips  made.  After  being  i 
by  the  gang  foreman  this  report  should  be  transmitted  to  the  district  office  for  the 
proval  of  the  district  engineer,  after  which  it  should  be  forwarded  to  the  mam  ashes 

When  it  is  necessary  to  use  materials  from  stock  the  gang  foreman  should  oritfls 
a  Material  Issue  Order  prepared  in  triplicate,  upon  which  is  printed  "Please  is** 
following  stores  to  bearer"  and  in  addition,  each  copy  should  contain  the  foSei 
data:  the  district  number,  the  date,  the  serial  number,  the  name  of  storekeeper, 
work  symbol,  the  quantity,  unit  and  description  of  material  and  the  day  sad 
that  the  material  is  wanted,  which  is  the  time  the  team  or  agent  leaves  the  job  for 
storeyard.  The  duplicate  copy  of  the  material  issue  order  should  be  retained  by  1 
gang  foreman  and  the  original  and  triplicate  copies  presented  by  the  driver  or 
to  the  storekeeper  who  should  record  the  time  the  team  arrives,  the  time  of 
material  to  driver  and  the  time  the  team  departed,  and  should  retain  the 
and  return  the  triplicate  to  the  driver  for  transmittal  to  the  gang  foreman,  who  L-, 
record  the  time  of  the  receipt  of  the  material  and  time  of  the  hauling  vehicle's  era* 
at  the  job.  After  being  signed  by  the  gang  foreman  the  material  issue  order  as*** 
be  transmitted  to  the  district  office  to  be  approved  by  the  district  engineer,  sad  a* 
forwarded  to  the  main  office.  Whenever  possible,  however,  the  material  issae 
should  be  approved  by  the  district  engineer  prior  to  its  being  sent  to  the 
The  original  copy  of  the  material  issue  order  which  is  retained  by  the 
should  be  used  in  the  posting  of  the  balance  of  stores  records. 

Office.  Use  op  Forms.    Upon  the  receipt  of  the  record  forms  at  the  rasiB 
the  entries  on  the  time,  progress  and  material  sheets  and  on  the  material 
"mid  be  extended  and  totaled  by  the  cost  clerk,  and,  after  being  forwarded  to 
"ter  for  his  record  of  the  employees'  time,  and  returned,  the  following  data  i 
red  on  the  Cost  Record  cards  (see  Form  B)  one  of  which  should  be  origin. 
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Gh  highway  intersection  and  block;  the  district  number,  the  work  symbol,  the  fund, 
i  date,  the  location,  character  and  quantity  of  work  performed,  the  foreman's  name 
d  the  costs  of  labor,  material  and  hauling.  At  the  termination  of  any  desired  period 
time  there  can  be  readily  compiled  from  these  cost  records,  the  unit  costs  of  any 
ss  of  work  performed  in  any  geographical  division,  or  the  unit  costs  of  the  per- 
mance  of  any  unit  of  the  organization.  With  respect  to  classes  of  work  where  it  is 
arable  to  maintain  cost  records  in  greater  detail  as  in  the  case  of  bituminous  surface 
atment  work,  these  cost  data  may  be  readily  compiled  from  the  data  reported  on 
>  time,  progress  and  material  reports. 

From  data  contained  on  the  Route  Sheets  received  at  the  main  office  there  should 
noted  on  the  reverse  side  of  the  Highway  Maintenance  Record  cards  which  contain 
totalled  sketch,  drawn  to  a  standard  scale,  of  each  block  or  intersection,  a  record 
the  character,  area  and  a  graphical  sketch  of  all  pavement  restoration  and  main- 
lance  work  performed  on  a  number  of  the  typical  streets  of  each  class  of  pavement 
it  have  not  outlived  their  economical  life.  This  makes  it  a  simple  matter  to  deter- 
ne  how  the  repairs  are  wearing  as  a  repair  over  a  previous  repair  would  be  brought 
I  in  the  plotting.  Where  it  is  decided  that  it  would  be  more  economical  to  repave 
bead  of  repair  a  pavement,  the  repairing  done  pending  the  appropriation  of  funds 

repaving  should  not  be  plotted,  as  the  plotting  is  intended  to  serve  only  as  a  guide 
til  the  pavement  has  outlived  its  economic  life. 

*.  separate  card  should  be  provided  for  each  block  and  each  intersection  of  highway 
rement.  These  records  contain  on  their  face  side  a  record  of  the  character  and 
it  costs  of  the  base  and  surface  courses  of  the  original  pavement,  and  the  name  and 
Ireas  of  the  contractor,  the  dates  of  completion  and  guarantee  expiration  and  the 
gth  of  guarantee.  At  the  dose  of  each  year  from  the  data  shown  on  the  Cost 
oord  cards  for  each  highway  block  and  intersection  there  should  be  recorded  on 
i  corresponding  Highway  Maintenance  Record,  the  following  data:  The  year,  the 
al  area  repaired,  the  total  and  unit  costs  of  pavement  replacements  made  necessary 

both  restoration  and  maintenance,  the  total  area  of  restoration  work  only,  and 
i  unit  replacement  cost  per  year  per  square  yard  of  pavement  covered  by  the  record, 
see  maintenance  records  will  eventually  serve  as  a  basis  upon  which  the  discon- 
uance  of  maintenance  and  the  need  of  entire  pavement  replacements  should  be 
armined. 


Form  B.    Schedule  of  Mnemonic  Symbols  for  Work  Performed 

by  Municipal  Forces 


S.. 
C. 

s.. 
c. 
s.. 
c. 

■    •    •    * 

p.. 

R.. 

s.. 

G.. 


Brick  on  sand 

Brick  on  concrete 

Granite  block  on  sand 

Granite  block  on  concrete 

Slag  block  on  sanp 

Slag  block  on  concrete 

Cobble 

Water-bound  macadam  patching 

Water-bound  macadam  resurfacing 

Water-bound  macadam  surfacing 

Brick  gutters 


R Rubble 

G  L . .  . .  Granolithic 

A  B  S. . .  Asphalt  block  on  sand 

A  B  C. . .  Asphalt  block  on  concrete 

AC...  Asphalt  on  concrete 

A  B . . . .  Asphalt  on  bituminous  base 

AS Asphalt  on  broken  stone 

B  B  G . .  Belgian  block  gutters,  which  in- 
cludes granite  and  bluestone 

R  G Rubble  gutters 

C  G .  .  .  .  Concrete  gutters 


iriace  Treatment  and  Bituminous 
Patching  Work 


th  Tarvia  A 

th  Tarvia  B 

th  Tarvia  X 

th  Ugite  No.  1  (cold) 
th  Ugite  No.  2  (hot) . 
th  asphalt  cut-back. . 
th  calcium  chloride . . 

th  road  oil 

th  Glutrin 


Treating 
Water- 
bound 

Macadam 
Roads 


T,  A  M 

TBM 


T 
T 
T 
T 
T 
T 


Ul 

U2 

CM 

CC 

RO 

G 


Treating 
Bitumi- 
nous Mac- 
adam Pave- 
ments 


TAB 
TBB 


TCB 


Patching 
Water- 
bound 

Macadam 
Roads 


P 
P 
P 
P 
P 
P 


A 
B 
X 

u 

u 

C 


M 

M 

M 

1 

2 

M 


Patching 
Bitumi- 
nous Mac- 
adam Pave- 
ments 


PAB 
PBB 
PXB 


PCB 
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Cleaning  gutters 

Cleaning  roads 

Cleaning  and  shaping  shoulders 

Cleaning  trunks,  drains  and  inlets 

Repairing  trunks  and  drains 

Building,  constructing  or  placing  trunks  and  drains 
Water  sprinkling— WS  C— Cinder  roads 


C 
C 
C 
C 
R 
B 


G 
R 
S 
T 
T 
T 


D 
D 
D 
D 
D 
D 


WS  D 


CGM 
CBV 
CS* 
CTM 
RTI 
BT1 
WSM 


G  R:    Repairs  to  guard  rails,  fences  and  other  safety  devices. 
X:    Any  miscellaneous  work  not  described  above  which  should  be  further  dnoSsJ 
under  miscellaneous  work  on  the  progress  and  material  sheet. 

Form  C.    General  Instructions  to  Employees  Relative  to  the  Operatic*  of  fir 
Unit  Cost  System  for  Work  Performed  by  the  Municipal  Forces  m  ne 

Philadelphia  Bureau  of  Highways 

Instructions  to  the  District  Assistant  Enqinbsbs.  General:  1.  To  sssi 
a  uniform  and  definite  knowledge  concerning  the  operation  of  the  unit  cost  sjsls* 
each  employee  having  to  do  with  the  system  must  be  provided  with  a  copy  of  is*. 
portions  of  these  instructions  as  may  be  necessary  to  the  proper  performance  ef  si 
portions  of  the  work  done  by  that  individual  employee. 

2.  In  these  instructions  the  term  "foreman"  means  the  person  in  the  field  dMr 
responsible  for  the  work  performed  by  the  gang. 

3.  On  the  forms  where  two  colors  of  ink  have  been  used  in  column  ln,*stliagi.  ^ 
indicates  that  the  data  must  be  supplied  by  the  district  office  and  black  hwtifHH  ** 
it  may  be  supplied  by  the  foreman. 

4.  Wherever  practicable  the  data  supplied  by  the  district  office  should  be  tjp 
written. 

6.  Each  foreman  should  send  in  his  report  forms  daily  and  these  should  be  ssae^ 
approved  by  you  and  transmitted  at  once  to  the  main  office. 

Character  of  Work  Symbols:  6.  Provide  each  foreman  with  a  schedule  of  imiirini 
character  of  work  symbols  and  instruct  him  in  their  use. 

7.  The  proper  character  of  work  symbols  must  be  given  on  all  route  sheets  kssedt 
foremen. 

8.  See  that  the  proper  symbol  is  entered  in  every  instance  on  each  of  the 
forms  where  it  is  necessary  to  identify  the  expenditure  of  any  labor,  h«»ii£y  or  r 
with  the  character  of  performance  necessitating  it. 

9.  In  the  case  of  restoration  work,  it  is  necessary  also  to  properly  identify  the  ^ 
performed  with  the  reason  that  made  it  necessary,  and  therefore  there  must  be  ■ 
dicated  in  addition  to  the  character  of  work  symbol,  the  permit  serial  number  press* 
by  either  of  the  symbols  "W,"  "P,"  or  "X,"  which  indicate  respectively  tast* 
opening  was  originally  made  by  the  Bureau  of  Water;  a  public  utility  or 
which  has  paid  a  flat  rate  charge;  or,  some  agency  other  than  the  two 
enumerated.  . 

Route  Sheets:  10.  Except  when  a  longer  period  of  time  is  required  in  which  to  fast 
a  specific  parcel  of  work,  you  must  furnish  to  each  foreman  for  each  day,  a  route  sst) 
indicating  the  district  number,  the  date  and  the  location,  character  symbol  asd  ■* 
in  which  the  work  for  that  day  is  to  be  performed. 

11.  Separate  forms  must  be  used  for  restoration  work  and  maintenance  works) 
spectively.  I 

Material  Issue  Orders:  12.  See  that  each  foreman  is  at  all  times  provided  ***J 
book  of  material  issue  orders  and  that  they  are  used  in  obtaining  all  materisk  M 
either  the  storekeeper  or  other  foremen.  J 

13.  You  should  be  thoroly  familiar  with  the  manner  in  which  material  a  ssi 
ordered  and  handled.  ^  j 

1 4.  Books  returned  by  foremen  containing  triplicate  copies  of  material 
o  be  filed  in  the  district  office. 
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Time,  Ptoatess  and  Material  Sheets:  16.  See  that  on  the  first  day  of  each  week  each 
reman  is  furnished  with  enough  copies  of  the  time  and  progress  and  material  sheets  for 
tat  week,  separate  forms  being  used  for  each  of  the  following  general  characters  of 
ork:  (a)  City  street  pavement  restoration  and  maintenance;  (b)  country  road  pave- 
ent  restoration  and  maintenance;  (c)  bituminous  surface  treatment  and  sprinkling. 

16.  On  these  forms  the  district  office  must  indicate  the  district  number,  the  date 
id  the  name,  position  and  rate  of  pay  of  each  employee  in  the  gang. 

17.  On  sprinkling  work,  the  number  of  gallons  of  water  used  should  be  indicated  by 
0  district  office,  as  determined  by  knowing  the  capacity  of  each  sprinkler  and  the 
unber  of  loads  <*oninim*dT 

19.  For  the  purpose  of  the  unit  cost  and  maintenance  records  a  block  is  arbitrarily 

naidered  to  be  a  length  of  highway  lying  between  the  near  curb  lines  of  the  two  nearest 

sin  intersecting  highways;  and  an  intersection  is  considered  to  be  that  portion  of  the 

sin  intersecting  highways  lying  outside  of  the  curb  lines. 

Instructions  to  1-orbmen.    General:    20.  If  you  do  not  understand  these  in- 

ructions,  or  how  to  fill  out  the  forms,  ask  the  pe  son  to  whom  you  report  to  explain 

sttera  to  you. 

21.  In  filling  out  the  forms,  you  should  write  as  plainly  as  possible.    If  it  is  possible 

r  you  to  do  it,  all  work  symbols  should  be  shown  in  printed  capital  letters.    Write 

arything  out  in  full.    This  will  prevent  misunderstandings. 

82.  Keep  the  forms  in  a  dean  and  neat  condition.    Do  not  fold  them  more  than  is 

solucely  necessary.     Carry  the  forms  in  the  folder  provided  for  that  purpose. 

28.  Everything  you  enter  on  forms  must  be  written  in  your  own  handwriting  and  while 
u  are  on  the  work. 

24.  Where  two  words  are  printed  together,  such  as  " Inspector"  and  "Foreman"; 

jn. "  and  "p.m./  etc,  the  word  not  required  should  be  crossed  out. 

26.  Do  not  write  anything  in  the  columns  whose  headings  are  shown  in  red  ink. 

E6.  Send  your  report  forms  to  the  district  office  at  the  close  of  each  day's  work. 

Kind  of  Work  Symbols:    27.  If  Che  kind  of  work  symbol  is  not  shown  on  your  route 

gets*  get  the  proper  symbol  for  the  work  from  the  symbol  list.     If  it  is  possible  to  do 

before  sending  in  your  reports  for  the  day,  ask  the  person  to  whom  you  report  if 

u  have  selected  the  correct  symbol. 

Hauls  Sheets:    28.  The  work  must  be  performed  in  the  order  in  which  it  is  shown  on 

or  daily  route  sheets,  unless  the  person  to  whom  you  report  orders  you  to  do  otherwise. 

29.  If  it  is  necessary  to  do  any  work  not  shown  on  your  route  sheets,  make  a  record 
it  on  the  route  sheet. 

10.  Send  route  sheets  to  the  district  office  at  the  close  of  work  each  day.  If  all  of  the 
rk  shown  on  the  route  sheet  has  not  been  finished,  strike  out  the  unfinished  work 
ations  and  transfer  them  to  a  blank  route  sheet  which  should  be  returned  to  the 
tee  on  the  following  day. 

11.  For  each  item  of  work  done,  you  must  give  its  length  and  width  in  feet;  and  its 
suaon  in  measurements  from  the  curb  lines. 

12.  When  you  do  all  of  the  work  shown  on  the  route  sheet,  sign  it  with  your  full  name. 
Material  Issue  Orders:  38.  When  you  order  materials  from  the  yard  or  from  an- 
Mr  foreman,  fill  out  a  Material  Issue  Order  in  triplicate,  and  give  the  district  number, 
»  name  and  location  of  the  storekeeper,  or  foreman  to  whom  the  order  is  sent,  the 
meter  of  work  symbol,  the  quantity,  unit  and  description  of  the  material  ordered 
i  the  date  and  hour  that  the  material  was  ordered.  The  duplicate  copy  of  the  ma- 
la! iasue  order  must  remain  in  the  order  book,  and  the  original  and  triplicate  copies 
ist  be  given  to  the  storekeeper,  or  foreman,  who  must  write  the  date  and  time  that 
i  material  was  issued.  The  storekeeper,  or  foreman,  must  keep  the  original  copy 
i  return  the  triplicate  copy  to  the  driver  to  whom  he  issues  the  material.  The 
ver  must  turn  this  copy  over  to  you  when  he  delivers  the  material  and  you  must 
ite  on  it  the  time  that  the  material  is  received.  If  you  make  a  mistake  in  making  out 
naterial  issue  order,  all  three  copies  must  be  marked  "void"  and  the  original  and 
plicate  copies  sent  to  the  district  office.  When  you  have  used  all  of  the  material 
Be  orders  in  a  book,  the  book  containing  duplicate  copies  of  the  orders  must  be 
nrned  to  the  district  office.  Describe  all  materials  fully;  that  is,  the  sizes  of  crushed 
no,  pip**  *t£»  ahould  be  mentioned. 

Time,  Progress  and  Material  Sheets:    34.  During  each  day's  work,  enter  the  folic 
;  information  on  the  form  for  that  date:  The  kind  of  work  symbols;  the  kind  of  str 
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(city  or  P.  R.  T.  Co.) ;  the  time  of  the  arrival  and  departure  on  the  job  of  each  worteo 
and  team;  the  location  of  the  work  done,  shown  by  the  names  of  the  highway,  Mod* 
intersection  or  structure;  the  time  spent  on  each  kind  of  work  for  each  man  and  tecs 
the  length,  width  and  quantity  of  work  peformed;  the  quantity  and  character  of  s» 
terials  received  and  used;  and  the  number  of  hauling  trips  made.  Sign  this  form  ai 
send  it  to  the  district  office  at  the  close  of  each  day's  work.  Be  certain  to  write  tk 
information  for  each  kind  of  work  in  the  proper  spaces.  To  help  you  in  this,  the  xrsi 
spaces  to  be  filled  out  for  each  kind  of  work  are  marked  with  the  letters  "A**  to  "H." 
Asphalt  and  Block  Pavement  Work:  35.  Under  "granite  block/'  "vitrified  hbek." 
"asphalt"  and  "concrete  base,"  enter  any  work  where  these  materials  are  used  8 
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ie  sizes  of  the  blocks  are  unusual,  this  fact  must  be  stated.     If  the  concrete  base  is  of 
ly  mixture  other  than  1:8:6,  a  note  to  this  effect  must  also  be  made. 
Road  Work:    86.  The  words  "  macadam  roads  "  mean  all  roads  surfaced  with  crushed 
one,  whether  having;  a  telford  or  a  macadam  base;  or  having;  a  bituminous  surface 
eated  or  a  water-bound  surface. 

87.  The  words  "earth  roads"  mean  all  other  roads,  except  those  surfaced  with  ashes 
cinders,  which  roads  must  be  included  under  the  heading  "cinder  roads."    If  the 

aterial  is  not  cinders,  then  state  what  kind  of  material  it  is. 

88.  All  gutter  work,  whether  new  paving  or  repairing,  must  be  entered  under  the 
ading  "paved  gutters."  The  cleaning  and  impro  ement  of  gutters  on  earth  roads 
list  be  considered  as  a  part  of  the  general  maintenance  work  on  that  class  of  road. 

89.  In  the  blank  space  under  "cinder  roads"  must  be  entered  the  kind  of  work  done. 
40.  Characters  of  w  rk  not  provided  for  with  printed  headings  must  be  entered  under 
e  "miscellaneous  work"  heading. 

Sprinkling:  41.  When  sprinkling  is  done,  the  complete  routes  followed  must  be 
tered  on  a  sheet  attached  to  the  time,  progress  and  material  sheet,  and  on  this  sheet 
eh  route  should  be  preceded  by  one  of  the  letters  "A"  to  "H"  to  properly  identify 
e  entries  with  those  on  the  time,  progress  and  material  sheet. 
42.  The  number  of  loads  of  water  used  on  each  route  must  be  given. 
Measurement*:  48.  Measure  the  length  of  all  pavement  repairs  parallel  with  the 
Shway  on  which  the  repairs  are  made;  and,  in  the  case  of  highway  intersections  the 
kgth  of  the  repaired  area  must  be  considered  as  being  parallel  with  the  highway  first 
mtioned  in  naming  the  intersection. 

44.  Where  it  is  convenient  to  measure  the  distances  of  repairs  from  the  curb  lines 
any  small  intersecting  highway,  it  should  be  done,  and  a  note  should  be  made  on  the 
ck  of  the  route  sheet.  Otherwise  measurements  must  be  made  from  curb  lines  of 
un  intersecting  highways. 

The  Maryland  State  Roads  Commission's  (39)  uniform  system  of 
mpiling  the  records  of  all  expenditures  is  shown  by  the  chart  of  Table  I, 
e  explanatory  notes  which  follow,  and  Table  II,  which  illustrates  the 
Bthod  of  distribution  of  expenses  to  Dec.  31,  1911. 

Table  I. — Chart  Showing  Distribution  of  Expenditures, 
Maryland  State  Roads  Commission 

Commission's  salaries  and  expenses. 

Commission's  office  force,  salaries. 

Commission's  office  expenses. 

Commission's  counsel,  salaries,  fees  and 
expenses. 

Chief  Engineer's  salary  and  expenses. 

Chief  Engineer's  office  employees'  salaries. 

Chief  Engineer's  office  expenses. 

Chief  Engineer's  instruments  and  repairs. 

Chief  Engineer's  laboratory  investigations. 

Engineers  in  charge,  salary  and  expenses. 

Survey  parties,  salary  ana  expenses. 

Office  employees',  draftsmen,  etc,  salaries. 

Office  expenses,  stakes,  etc. 

Engineers  in  charge,  salaries  and  expenses. 

Office  employees,  salaries. 

Office  expenses. 

Inspectors,  salaries  and  expenses. 

Superintendents,  salaries  and  expenses. 

Foremen,  labor,  teams,  etc,  pay  of  adver- 
tising. 

Materials  consumed,  expense  for. 

Use  of  equipment,  rental  for  and  repairs. 

Rights-of-way  and  damages. 

Advertising. 

Miscellaneous. 

Expense  for. 

Transportation  of  and  establishmep 

Renewals  and  depreciation. 
,  Salaries  of  men  in  charge  of,  etc. 


Administration  and  legal . . 


Engineering,  general 


Preliminary. 


Construction,  reconstruc- 
tion, maintenance 


Equipment. 


1544       Organization  and  Administration  of  Highway  Depts.    Sen.  J 


Administration  and  Legal.  Commission  Salaries  and  Expenses.  Salami  ad 
to  members  of  the  Commission.  Abo  all  expenses  of  members  of  the  Coauaasa 
when  engaged  on  the  work  of  the  Commission,  such  as  railway  fares,  team  and  im- 
mobile hire,  subsistence  and  incidental  expenses. 

Commission,  Secretary's  and  Office  Employees'  Salaries.  AD  the  safaris;  i 
the  Secretary  of  the  Commission  and  of  all  bookkeepers,  clerks,  stenographers  ad 
office  boys  in  the  employ  of  the  Commission  in  its  main  office. 

Commission,  Optics  Expenses.  All  office  expenses  of  the  Commissian  sack  ■ 
rents,  telegrams,  telephones,  postage,  messengers,  books,  typewriters,  adding  msefcae, 
stationery  and  office  supplies. 

Counsel's  Salary,  Fees  and  Expenses.    Salary  of  the  Counsel  and  soch  h* 
as  are  necessary  to  be  paid  other  attorneys  in  the  legal  proceedings  of  the 
which,  from  their  nature,  cannot  be  charged  direct  to  a*  particular  road  or 
Also  the  traveling,  subsistence  and  other  incidental  expenses  of  counsel  when 
on  the  business  of  the  Commission. 

Engineering,  General.  Engineer's  Salary  and  Expenses.  Salary  of  the  Chaf 
Engineer  and  his  traveling,  subsistence  and  incidental  expenses  when  engaged  ea  si 
business  of  the  Commission. 

Office  Employees,  Expenses.  Salaries  of  the  Chief  Enginer-'*  Secretary,  dafc 
stenographers  and  office  boys. 

Office  Expenses.    Office  expenses  of  the  Chief  Engineer,  such  a»  rent, 
telephones,  postage,  messengers,  books,  typewriters,  adding  machines,  stakes, 
merits,  stationery  and  office  supplies. 

Shop  Labor  and  Material.    Labor  and  material  used  in  the  shop  operated 
the  direction  of  the  Chief  Engineer. 

Tests  and  Investigations.  Cost  of  the  time  of  chemists,  physicists,  or  otbsi 
engaged  under  the  direction  of  the  Chief  Engineer  in  conducting  testa  and  iaiustV 
tions  together  with  the  cost  of  the  materials  used  in  connection  therewith. 

Preliminary  and  Construction.    Engineer's  Salaries  and  Expenses.    Salaries  sal 
traveling  and  incidental  expenses  of  all  engineers  engaged  exclusively  on 
or  Construction  work.     At  present  they  consist  of  those  of  the  Construction 
the  First  and  Third  Assistant  Engineers,  and  the  Chief  Draftsman. 

Engineer  Inspectors'  Salaries  and  Expenses.  Salaries,  subsistence  sad  at 
cidental  expenses  of  all  Engineer  Inspectors  engaged  exclusively  on  Preliminary  sat 
Constructive  work.  4 

Office  Employees'  Salaries.  Salaries  of  clerks,  stenographers,  office  boys,  *fe 
employed  in  the  offices  of  the  Construction  Engineer,  the  First  Assistant  Eagic** 
and  the  Third  Assistant  Engineer. 

Office  Expenses.  Office  expenses  of  the  Construction  and  First  Assistant  In 
gineers,  consisting  of  telegrams,  telephones,  books,  typewriters,  stationery,  and  ofia 
supplies. 

Maintenance  and  Reconstruction.  Engineers'  Salaries  and  Expenses.  Salads 
and  traveling  and  incidental  expenses  of  Engineers  engaged  exclusively  on  thai  eaa 
of  work.  At  present  they  would  consist  of  those  of  the  Second  Assistant  EagaMSi 
and  vacations  of  inspectors. 

Engineer  Inspectors'  Salaries  and  Expenses.  Salaries  and  traveling  aad  a 
cidental  expenses  of  all  Engineer  Inspectors  engaged  exclusively  on  ReconstroeBSl 
and  Maintenance  work. 

Office  Employees'  Salaries.  To  this  account  should  be  charged  the  ssJara** 
clerks,  stenographers,  office  boys,  etc,  employed  in  the  office  of  the  Second  Asasa** 
Engineer. 

Office  Expenses.  To  this  account  should  be  charged  the  office  expenses  of  ** 
Second  Assistant  Engineer,  consisting  of  telegrams,  telephones,  books,  typewii"** 
stationery  and  office  supplies. 

Preliminary.  Survey  Parties.  To  this  account  should  be  charged  the  eaassi 
and  expenses  of  engineers  and  their  parties  in  the  field,  engaged  in  surveying  and  l*s* 
' "  '  oroposed  new  roads. 

>bT8men.    To  this  account  should  be  charged  the  salaries  of  draftsmen 
iring  the  plans  and  drawings  for  the  proposed  new  roads, 
ruction.    All  construction  work  should  be  done  under  regular  contract  or  lass 
tors,  which  shou)d  bear  distinctive  numbers.    An  account  should  be  obsbm 
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for  each  such  price  off  work,  such  sajcuubU  to  be  giuuped  as  to 
and  counties  fas  whidi  work  is  located. 

RiGHTS-or-WAY  and  Damages.    Co«t  off  land, 
of  appraisals,  and  of  commissioners  or  arbitrators  in 
nusnons  paid   for  purchases  of 
repairs  to  abutting  property  and  counsel's  f« 
to  the  cost  of  acquiring  certain  right-of-way. 

Grading.     Cost  of  grading,  including  the  cost  off 
and  grading  outfits,  the  hire  of  teams  and  equipment, 
equipment  used  and  the  cost  of  miscellaneous  took  and 
The  cost  of  grading  done  under  contract  should  be  thai  god  this 
vouchers  in  favor  of  the  contractors. 

Surfacing.    Cost  of  all  labor  employed  and  material 
the  cost  of  operating  stone  crushers,  spreaders,  road 
hire  of  teams  and  equipment,  a  rental  for  the  Commission's 
cost  of  miscellaneous  tools  and  supplies  used  on  the  work.    The  coat  off : 
under  contract  should  be  charged  this  account  from  the 
contractors. 

Bridges  and  Culverts.  Cost  of  labor  employed  and  material 
of  bridges  and  culverts,  including  the  hire  of  teams  and  equipment,  and  the  catfff 
miscellaneous  tools  and  supplies  used  on  the  work.  The  cost  off  bridging  and  esHe*- 
ing  done  under  contract  should  be  charged  this  account  from  the  vomitas  in  bemi 
the  contractors. 

Drains.     Cost  of  labor  employed  and  material  used  in  construction  of  sbof  * 
V-drains,  including  the  hire  of  teams  and  equipment  and  the  cost  of  took  and  i 
used  on  the  work.     The  cost  of  drain  work  done  under  contract  should  be 
this  account  from  the  vouchers  in  favor  of  the  contractors. 

Advertising.  Cost  of  advertising  the  terms  under  which  contracts  for  the  sat 
may  be  let. 

Inspection.     Salaries  and  expenses  of  inspectors  on  the  work. 

Superintendence.  Salaries  and  expenses  of  superintendents  in  charge  of  sa* 
done  by  the  Commiasion'B  forces. 

Final  Surveys  and  Estimates  and  Plans. 

Reconstruction.    Labor  and  Materials.    Cost  of  labor  employed  and 
used  in  reconstruction  of  roads  and  turnpikes  acquired. 

Team  Hire  and  Use  of  Equipments.  Payments  for  hire  of  teams  and 
and  a  rental  for  the  use  of  the  Commission's  equipment  on  the  work.  It  saosld  in- 
clude the  labor  employed  and  materials  used  in  operating  and  w»»mt»iwfr^  the  ccsft- 
ment  in  use. 

Superintendence.  Salaries  and  expensm  of  superintendents  and  fort  ma  ■ 
charge  of  reconstruction  work. 

Inspection.    Salary  and  expenses  of  inspectors  engaged  on  work  off  reconstruetva* 

Maintenance.     Labor.     Cost  of  labor  employed  in  maintaining  existing  rosd*. 

Materials.     Cost  of  materials  used  in  the  maintenance  of  existing  roads. 

Team  Hire  and  Use  for  Equipment.  Payments  for  use  of  teams  and  equips*** 
in  the  maintenance  of  existing  roads  together  with  a  rental  for  the  use  of  the  Cos- 
mission's  equipment  so  used. 

Superintendence.  Salaries  and  expenses  of  superintendents  and  foremen  engttei 
on  maintenance  work. 

Inspection. 

Equipment    Purchase  price  of  all  equipment  which  may  have  substantial  tsss 

after  it  has  been  used  on  any  particular  piece  of  work,  such  as  road  rollers,  uurfsn 

scrapers,  graders,  sprinklers,  horses  and  wagons,  auto  trucks,  etc     Small  took  as* 

other  equipment  which  quickly  wear  out  or  become  valueless  should  be  chazgaii* 

thn  work  for  which  purchased  at  the  time  of  purchase  and  upon  the  comptetn*  > 

■rk  should  be  appraised  and  credited  to  it.    The  Commiasion'B  eqajsasRt 

inventoried  and  numbered  and  a  proper  record  kept  thereof.    Chart*  fe* 

the  equipment  should  be  made  against  the  work  on  which  it  is 

>r  which  may  be  carried  in  a  "Depreciation  Reserve"  account. 

distribution  of  General  Accounts.    The  monthly  total  of  the 

dfically  applicable  to  Preliminary  and  Construction  work.  sbouH  *f 
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to  Construction  Preliminary  and  to  Construction  in  proportion  to  the  total 
lounts  charged  direct  to  those  accounts  during  the  month.  The  monthly  total  of 
e>  engineering  expenses  specifically  applicable  to  Reconstruction  and  Maintenance, 
ould  be  charged  to  Reconstruction  and  Maintenance  in  proportion  to  the  total 
lounts  charged  to  those  accounts  during  the  month.  The  monthly  total  of  Ad- 
inistration  and  Legal  and  of  the  General  Engineering  expenses  should  be  charged 

Construction-Preliminary,  Construction,  Reconstruction  and  Maintenance  in  pro- 
•rtion  to  the  total  amounts  charged  direct,  including  the  specifically  apportioned 
arges  for  engineering  expenses,  to  those  accounts  during  the  month.  Exception: 
o  part  of  the  overhead  charges  is  to  be  added  to  the  maintenance  expenditures  made 
>m  the  allotments  of  the  Motor  Vehicle  Tax  to  Counties  for  maintenance  of  State 
id  roads. 

Rules  for  Segregation  of  Items  of  Work  Done.  Grading.  Under  the  head  of 
radius  should  be  included  all  excavation,  including  ditch,  masonry,  culvert  and 
idge  excavations,  as  well  as  the  excavation  covered  by  the  cross-sections  and  from 
te  borrow  pits. 

Culverts  and  Bridges.  Under  the  head  of  Culverts  and  Bridges  should  be  in- 
tided  all  pipes,  boxes,  as  well  as  culverts  and  bridges  of  all  kinds  used  toward  the 
id  of  disposing  the  storm  water  coming  to  the  road  from  above  or  from  the  surface 
"  the  adjacent  lands. 

TJndebdkains.  Under  the  head  of  Underdrains  should  be  included  V-drains,  blind 
rains,  sumps,  as  well  as  the  standard  underdrains,  and  such  other  devices  as  are 
ntalled  for  the  purpose  of  taking  care  of  the  ground,  or  sub-surface,  water. 
Surfacing.  Under  the  head  of  Surfacing  should  be  included,  as  well  as  the  macadam 
r  actual  surfacing  prescribed  in  the  specifications  under  such  head,  all  paved  gutters, 
irfoing,  concrete  or  other  breakers  across  the  shoulders,  gravel,  etc,  used  for  the 
boulders,  when  so  used  particularly  and  independently  of  the  grading  expressly  for 
le  purpose  of  improving  the  shoulders,  and  any  material  such  as  sand,  cinders  or 
tone  dust  used  as  a  layer  between  the  subgrade  and  the  surfacing  proper. 

Miscellaneous.  Under  the  head  of  Miscellaneous  will  be  included  only  those 
«ms  which  cannot  be  reasonably  placed  in  one  of  the  foregoing  classifications,  and 
nder  the  head  of  Remarks  should  be  placed  an  explanation  of  any  miscellaneous 
tern  amounting  to  over  $100.  Advertising  may  be  placed  in  the  miscellaneous 
olumn.  Removing  and  rebuilding  fences  should  be  charged  to  right-of-way  when 
lossible.  Guard  rail  for  culverts  should  be  charged  to  culverts  and  bridges.  Guard 
ail  to  protect  embankments  should  be  charged  to  grading.  Rip  rap  may  be  placed 
a  the  miscellaneous  classification,  but  if  amounting  to  more  than  $50,  statement  should 
m  so  made  under  the  head  of  remarks.  Catch  basins  and  inlets,  as  well  aa  storm 
rater  sewers  along  the  road  should  go  under  the  head  of  culverts  and  bridges.  Pipes 
»r  ditches  across  private  property  as  outlets  to  our  culverts  should  be  charged  to  right- 
if-way  whenever  practicable. 

Preliminary.  This  covers  the  work  of  the  Engineering  Department  in  making 
purveys,  plans,  calculations,  investigations,  estimates,  specifications,  etc,  up  to  the 
idvertising  of  the  work  for  bids. 

Construction.  This  is  the  work  of  the  Commission  or  of  its  forces  in  the  improve- 
ment according  to  the  Preliminary  plans,  specifications,  etc,  of  a  structure,  or  the 
building  of  a  structure  de  novo,  on  a  section  of  a  State  Road  in  the  State,  or  State- 
Md  Road,  System. 

Rbconstruction.  This  covers  the  rehabilitation,  serious  repair,  rebuilding  or  re- 
placement of  old  structures  on  the  turnpikes,  or  State-Aid  Roads,  taken  over  by  this 
Commission  for  maintenance  by  it. 

Maintenance.  This  covers  the  work  of  preventing  the  deterioration  of  repaving, 
op-keeping,  of  treating  with  oil,  pitch,  etc,  and  generally  of  keeping  in  satisfactory 
condition  the  roads,  and  structures  on  them,  under  the  charge  of  the  Commission. 

11.    Correspondence  Procedure 

Purpose.  In  systematizing  the  work  of  a  highway  department  it  is  -  j 
F*wy  necessary  among  other  matters  of  a  fundamental  nature  that  the  cor-  | 
despondence  procedure  should  receive  careful  consideration.     In  selecting 
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a  proper  procedure  the  following  outlined  system  in  operation  in  1917  i 
the  Bureau  of  Highways  and  Street  Cleaning  of  Philadelphia  is  reoomzne&y 
as  embodying  all  of  the  desirable  features  existing  in  the  standard  system 
used  by  some  of  the  best  equipped  business  organisations  and  which  wodi 
be  applicable  to  the  situation  as  presented  in  a  highway  department 

The  purposes  for  which  this  procedure  is  intended  to  provide  are  as  fol- 
lows: 

1.  The  centralisation  of  the  responsibility  and  of  the  operations  of  eaA 
detail  of  the  correspondence  procedure,  involving  the  establishment  of  * 
central  correspondence  receiving,  recording,  routing  and  filing  draaoK 
a  central  dictation  room;  and  a  central  transcribing  room. 

2.  The  elimination  or  the  reduction  to  a  minimum  of  the  possibility  rf 
loss  or  delay  in  the  handling  of  correspondence,  or  of  the  destruction  of  tfc 
files  by  fire. 

3.  The  installation  of  a  logical  and  easily  accessible  subject  classificaUm 
filing  system  and  of  modern  filing  equipment. 

4.  The  reduction  to  a  minimum  of  the  clerical  labor  expended  in  the  op- 
eration of  the  correspondence  procedure. 

General  Organization.  The  operation  of  the  correspondence  procedon 
should  be  under  the  general  supervision  of  the  chief  clerk,  to  whom  shoaH 
report  the  chief  stenographer  and  the  stenographic  force,  mail  cfcrH 
complaint  clerks,  file  clerks  and  messengers. 

The  stenographic  force  should  be  segregated  in  one  room  to  be  used 
exclusively  for  transcribing.  Adjacent  to  this  room  should  be  located  tat 
central  dictation  room,  and  the  correspondence,  receiving,  recording,  rout- 
ing and  filing  rooms,  and  in  order  to  insure  privacy  and  to  eliminate  inter- 
ruptions and  the  consequent  loss  of  time,  which  is  ever  present  when  dietetic* 
is  given  amid  the  general  activities  of  an  office,  all  of  the  employees  having 
dictation  to  give  should  be  required  to  use  the  central  dictation  room. 
To  further  facilitate  the  systematic  handling  of  this  work,  each  correspoa- 
dent  should  bo  assigned  a  stenographer  and  a  definite  period  of  time  m 
which  to  dictate.  These  assignments  should  constitute  a  permanent  dair/ 
schedule  and  no  business  other  than  dictation  should  be  transacted  in  the 
dictation  room. 

The  mail  clerks  should  receive,  register,  route  and  dispatch  all  incoming 
communications  other  than  service  complaints  which  should  be  attended 
to  by  the  complaint  clerks.  The  file  clerk  should  classify  and  file  all  cor- 
respondence sent  to  file  and  fill  all  requisitions  for  correspondence  to  be 
removed  from  the  files.  The  messenger  should  collect  copy  and  mail  or 
distribute  all  local  and  outgoing  correspondence. 

Instructions,  Forms  and  Equipment,  as  follows,  should  be  provided  te 

insure   the   systematic   operation  of   the  correspondence  procedure:    (1) 

Written  correspondence  procedure  instructions;  (2)  acknowledgment  postal 

card;    (3)   service  complaint  forms;    (4)  service  complaint  register  sheet; 

(5)  a  routing  direction  form  stamp;  (6)  mail  register  sheet;   (7)  reference 

register  sheet;  (8)  schedule  of  mnemonic  filing  classification  symbols;  (9) 

metal  filing  and  transfer  cabinets,  durable  paper  folders  and  metal-tipped 

index  guides;    (10)  correspondence  requisition;    (11)  carbon  copy  sheets, 

nnp  each  of  distinctive  colors  for  copies  of  registered  correspondence,  cor- 

-tdence  originating  in  the  main  office,  and  tickler  copies;    (12)  tickler 

*binets;  (13)  printed  form  letters;  (14)  reference  report  form. 

*1  Operation.    See   Fig.   7.      All  employees  having  to  do  with 

spondence  procedure  should  be  uniformly  guided  by  a  sat  of  writ- 
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rten  instructions,  which  should  cover  in  detail  the  routine  procedure.  In- 
coming communications  may  be  divided  into  two  general  classifications  as 
follows:  (1)  General  correspondence  or  communications  other  than  ser- 
vice complaints;  (2)  service  complaints. 

Receiving  and  Routing  General  Correspondence.  All  communications  received  at 
-the  main  office,  whether  they  be  written,  telephonic  or  verbal,  should  be  transmitted 
in  tangible  form  to  the  mail 


INCOMING 
COMMUNICATIONS 


In  the  case  of  any  oom- 
•munications  where  a  definite 
or  conclusive  answer  must  be 
delayed   until   an    investiga- 
tion has  been  made,  the  mail 
clerk  or  complaint  clerk  should 
immediately  forward  to  the 
author  a  postal  card  acknowl- 
edging receipt   of  the   com- 
munication and  advising  that 
the  department  will  give  the 
matter  prompt  a tten  tion.    On 
each  individual  incoming  com- 
munication   the    mail    clerk 
should  stamp  the  routing  di- 
rection form  and  on  this  direc- 
tion form  should  be  indicated 
the  assigned  serial  registration 
number  and  the  date  of  the 
communication's  receipt.    In 
order   to  afford   a  means  of 
identification  should  it  subse- 
quently   become    separated, 
any  relative  data  attached  to 
or  accompanying  the  original 
or  first  sheet  of  a  communica- 
tion should  be  numbered  with 
the  same  serial  number  as  is 
assigned  to  the  first  sheet  of 
the  communication.  The  rout- 
ing direction  form  indicates  in 
proper  sequence  the    person 
or  persons  or  the  division  or 
office  that  the  communication 
should  be  referred  to  and  what 
disposition  is  to  be  made  of 
i*        The  names    of    persons 
regularly     receiving     routed 
communications    should     be 
indicated    simply  by  agreed 
symbols  consisting  of  the  first 
one  or  two  letters  of  their  sur- 
names or  official  designations. 
The  disposition  directions  also  Fig.  7.  Correspondence  Procedure  Administration  Chart 
indicate  whether  the  contents 

of  the  communication  are  merely  to  be  noted  by  the  recipient  or  that  a  written  ox 
verbal  report  is  desired,  or  that  a  reply  to  the  author  should  be  sent  direct,  or  prepared 
for  the  approval  andwrignature  of  a  higher  authority. 

After  being  properly  routed  the  communications  should  then  be  arranged  in  numer- 
ical order  and  recorded  upon  the  mail  register  sheet,  the  following  data  being  indicated 
for  each  specific  communication:   The  date  of  receipt;  the  registration  serial  nurnVw"" 
the  name  of  the  author  and  the  subject  of  the  communication;   and,  the  r 
directions,.    This  recording  should  be  done  in  typewriting,  the  date  beinr 


(oiuvewr  to  AS»ONii| 


OTNPLIANCE  with 
WOOTINO  directions 


OCLIVCRV 
TO  FILE  ROOM 

3 


CANCELLATION  OP 
REGISTRATION  IN 
MAIN  OFFICE 

— 


CANCELLATION 
OFJtCQISTIIATION 


REPORT  Of  DISPOSITION 
TO  COMPLAINANT 


rC 


PILED 


FILE  REQUISITION 


DELIVERY  TO 
REQUISITIONED 


RETURN  TO  FILE 


I 


CANCELLATION  OP 
REQUISITION 
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directly  by  the  mail  clerk  to  the  typist.    The  mail  register  sheets  are  then  filed 
ologically  in  a  looee-leaf  binder  and  the  communications  distributed,  by  a 
in  accordance  with  the  routing  directions. 

Upon  receipt  of  a  registered  communication  the  recipient  should  indicate  in  3 
routing  direction  form  the  date  of  its  receipt  and  later  on  the  date  that  the  cnmisa* 
cation  is  subsequently  forwarded  to  either  another  person  or  unit  of  organJzatice  t 
is  sent  to  file.  If  it  is  necessary  for  the  original  recipient  to  refer  the  commi 
to  another  person  or  unit  of  the  organization,  the  name  symbol  and  the 
sition  should  be  indicated  in  ink  on  the  routing  direction  form.  All  routing 
to  the  original  routing  by  the  mail  clerk  should  be  noted  in  the  mail  register  by  thei 
clerk  thru  whose  hands  must  also  pass  all  referred  communications.  Once 
the  mail  register  sheets  for  dates  exceeding  1  week  previous  should  be  checked,  sas  i* 
necessary  an  investigation  made  of  all  entries  not  closed  out  by  the  return  to  fife  of  tir 
registered  communications.  If,  during  this  investigation,  it  is  possible  to  sscetss 
an  anticipated  return  date,  this  date  should  be  recorded  temporarily  in  pencil  is  t* 
mail  register.  On  the  1st  and  16th  day  of  each  month  the  mail  register  sheets  cpa 
which  all  entries  are  closed  out  should  be  removed  from  the  active  binder  and  Srfi 
the  inactive  binder. 

The  registering  and  routing  of  communications  make  it  possible  to  locate  at  sq 
time  any  specific  communication  desired,  and  also  place  upon  a  person  espeasFjr 
trained  in  the  requirements  of  the  work  the  responsibility  for  the  intelligent  roots? 
and  prompt  distribution  of  communications. 

Communications  routed  to  the  district  highway  offices  should  be,  immediately  spa 
their  receipt,  recorded  alphabetically  according  to  subject  or  name  of  author  is  v* 
district  reference  register.  In  this  register  there  should  be  indicated  for  each  coasas- 
nication  the  following  data:  The  serial  reference  or  registration  number;  the  mas?  4 
the  author;  the  subject  of  tha  communication;  the  date  of  receipt  at  the  district  oft*: 
the  name  of  the  person  to  whom  referred,  and  date  of  such  reference.  The  dfctrfe 
reference  register  sheets  should  be  filed  alphabetically  in  loose-leaf  binders  and  sbosii 
be  checked  at  frequent  intervals,  to  insure  prompt  attention  and  the  return  to  the  naas 
office,  when  necessary,  of  all  correspondence. 

Reports  and  Answering  of  General  Correspondence.  Reports  on  oommmikanaei 
forwarded  to  the  district  highway  offices  for  investigation  should  be  prepared  as 
report  sheets  in  the  handwriting  of  the  person  who  made  the  investigation,  and  far 
this  purpose  copying  ink  or  pencil  should  be  used.  These  reports  should  costass 
the  serial  registration  number  of  the  original  communication;  the  date  of  the  investi- 
gation and  the  investigator's  report  and  signature.  After  being  approved  by  tav 
district  assistant  engineer,  these  reports  should,  if  so  desired,  be  copied  in  a  copviag 
book  and  then  forwarded  to  the  main  office,  accompanied  by  and  attached  to  the  erigstt! 
communication.  The  entry  in  the  district  reference  register  should  be  closed  oat  by 
noting  the  date  of  the  return  of  the  communication  to  the  main  office  and  the  p  ft 
number  of  the  impression  in  the  copying  book. 

Wherever  practicable  printed  form  letters,  such  as  Form  F  given  herewitk, 
should  be  provided   for  routine  correspondence  originating  in  both  the  main  aai 
district  offices,  and  also  for  certain  inter-department  correspondence  where  the  uni- 
form nature  of  the  subject  matter  and  the  number  of  such  similar  letters  make  dot 
desirable  in   the  interests  of  economy  and   the  saving    of    clerical    labor.     Them 
letters  should  be  printed  in  copying  ink  and  should  include  all  of   the  fixed  data 
and  provide  blank  spaces  for  the  insertion  of  the  variable  data.     When  the  roots* 
practice  requires  the  same  subject  data  to  be  communicated  to  two  or  more  inher- 
ent agencies  the  saving  of  time  may  be  further  facilitated  by  preparing  the  fettst 
in  duplicate,  triplicate,  etc,  in  one  operation  by  the  use  of  the  carbon  paper.    The 
fixed  printed  form  of  both  the  original  and  duplicate  copies  of  the  letter  should  w§- 
cate  the  agency  to  which  the  respective  copies  are  directed,  and  this  should  be  further 
emphasized  by  printing  the  original  copy  on  white  paper  and  the  duplicated  cope 
on  tinted  papers.     Practically  all  of  the  routine  interdepartment  and  bureau  corre- 
spondence may  be  conducted  by  means  of  printed  form  letters.    When  the  number 
~  forms  used  would  not  warrant  the  expense  of  printing,  it  is  sometimes  of 
to  prepare  forms  on  some  sort  of  duplicating  machine,  such  as  a  miaeo- 
'tograph. 
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DEPARTMENT  OF  PUBLIC  WORKS 

BUKEAU  OP 

HIGHWAYS  AND  STREET  CLEANING 

ROOK  232,  CITY  HALL 

7UUUAU  H.  Connell  PHILADELPHIA 

Chief  of  Bureau 

191.... 

object: — Request  for  preparation  of  Paving  Contract  No 

tfty  Solicitor, 

Philadelphia. 
)ear  Six: — 

Bids  were  received 191 ...  for  paving St 

nom Street,     to Street, 

rith f  authorized  by 

>rdinance  of ;  and  being  low  bidder,  was  awarded  the  contract. 

The  total  cost  of  this  work  will  not  exceed  $ and  of  this 

mount  the  cost  to  the  City  for  paving  intersections  and  in  front  of  unassessable 

property  will  not  exceed  % ,  to  be  charged  against 

tern This  work  must  be  completed  within days  after  date  of 

kotice  to  proceed.    The  amount  of  penal  bond  required  at percent  of  contract 

will  be  $ ,  to  be  furnished  by 

Please  prepare  contract  in  accordance  with  existing  ordinances  and  accompanying 
proposal  and  specifications. 

Yours  truly, 

APPROVED:  Chief  of  Bureau  of  Highways. 

Afls't  Director,  Dept.  of  Public  Works. 

Form  F 

Carbon  Copies  should  be  prepared  for  filing  purposes  of  all  correspondence  origi- 
nating in  the  department,  except  that  correspondence  covered  by  printed  form  letters. 
Three  colors  of  paper  should  be  used  for  this  purpose.  Letters  relative  to  communica- 
tions having  a  serial  registration  number  indicating  their  origin  outside  of  the  main 
office  should  be  duplicated  on  orange  tinted  paper,  while  duplicates  of  all  letters  origi- 
nating in  the  main  office  and  therefore  having  no  serial  registration  number  should  be 
prepared  on  yellow  paper.  When  it  is  necessary  or  desirable  that  a  tickler  or  follow-up 
be  provided,  an  extra  copy  should  be  prepared  on  pink  paper.  The  serial  registration 
number  shall  be  indicated  on  all  carbon  copies  of  registered  correspondence  and  cor- 
respondents should  be  requested  on  the  original  of  such  letters  to  refer  to  this  number 
in  answering. 

If  so  desired,  in  addition  to  the  preparation  of  carbon  copies  for  filing  purposes  all 
outgoing  correspondence  may  be  copied  in  letter  books,  separate  books  being  used 
respectively  for  the  various  classes  of  correspondence,  such  as  letters  for  subordinates 
in  the  main  highways  office;  the  district  highway  or  division  offices;  inter-department 
correspondence;  public  utilities;  contractors;  and,  miscellaneous  which  should  include 
all  letters  not  included  in  the  several  foregoing  classifications. 

Filing.  For  the  purposes  of  public  service  work  the  bubject  classification  method 
of  correspondence  filing  is  the  one  most  generally  used  and  it  is  especially  adapted  for 
a  highway  department  where  the  activities,  while  varied,  are  also  well  defined.  To 
facilitate  the  subject  classification  of  correspondence  a  schedule  of  classifications  and 
corresponding  mnemonic  symbols  should  be  provided.  This  schedule  should  also 
indicate  the  manner  in  which  the  correspondence  in  each  classification  is  to  be  filed, 
whether  numerically  by  registration  serial  number,  or  alphabetically  by  author's 
name,  geographical  location,  etc  The  filing  compartments  should  be  arranged  in  the 
same  sequence  as  indicated  in  the  schedule  of  mnemonic  symbols.  When  correspon- 
dence is  ready  for  filing  this  fact  should  be  indicated  on  the  routing  direction  form  and 
the  correspondence  should  be  collected  and  delivered  by  the  messenger  to  the  file 
clerk,  who  determines  and  indicates  thereon  the  proper  filing  classification  symbol, 
which  symbol  should  also  be  recorded  in  the  mail  register  opposite  to  the  original 
record  of  the  communication,  together  with  the  date  upon  which  the  communication 
is  filed. 


1552       Organization  and  Administration  of  Highway  Depta.    Seet.  J 


Removal  of  Correspondence  bt  Requisitions.  No  correspondence 
removed  from  the  files  except  by  the  file  clerk  and  then  only  upon  requnritaom. 
requisitions  which  are  prepared  in  duplicate  by  the  person  desiring  the  issuance  of  a» 
respondence,  should  contain  the  following  data:  The  date  of  issue;  the  nature  of  * 
desired  correspondence;  the  date  of  its  anticipated  return  to  file;  the  filing  i  liwafhsrsi 
symbol;  and,  the  requisitfoner's  signature.  These  requisitions  should  be  grven  to  tr 
file  clerk  in  return  for  the  issued  correspondence.  The  original  copy  of  the 
should  be  inserted  in  the  folder  in  the  place  vacated  by  the  issued 
and  the  duplicate  copy  should  be  retained  by  the  file  clerk  as  a  tickler  to  insane  tit  - 
return  to  file  of  the  issued  correspondence  at  the  time  indicated.  Upon  the  recam 
to  the  file  of  the  issued  correspondence,  both  the  original  and  duplicate  copies  ef  1st 
requisition  should  be  surrendered  to  and  destroyed  by  the  individual  to  whom  the  e» 
respondence  was  originally  issued. 

Equipment.  Vertical  steel  filing  and  transfer  cabinets,  durable  paper  folders  sal 
metal-tipped  index  guides  should  be  provided;  their  use  ensures  the  convenient  &ar 
of  correspondence  in  a  safe  and  readily  accessible  manner. 

Service  Complaints.    Service  complaints  include  all  communications  relative  » 
cases  of  alleged  neglect,  or  of  the  unsatisfactory  performance  of  such  municipal  ae* 
vices  as  street  cleaning  or  the  collection  and  disposal  of  ashes,  rubbish  or  garbsja 
All  service  complaints  received  verbally  or  by  telephone  should  be  recorded  dirartij 
upon  a  service  complaint  form.    For  the  purpose  of  convenient  identification,  a  <&■ 
tinct  color  of  paper  should  be  provided  for  complaints  relating  respectively  to  sets* 
cleaning,  garbage  collection  and  the  collection  and  disposal  of  ashes  and  rubbish.    Ob 
each  of  the  forms  there  should  be  recorded  the  following  data:  The  serial  number  aai 
date  of  the  complaint;  the  location  and  nature  of  the  conditions  complained  of;  tbei 
and  address  of  the  complainant;  and  the  name  of  the  assumed  responsible 
When  the  complaint  is  embodied  in  a  written  communication  it  should  be  attached  * 
the  service  complaint  form  and  in  these  cases  it  is  necessary  to  indicate  on  the  compbrint 
form  only  sufficient  data  to  properly  identify  the  complaint  and  to  guide  the  inspector 
conducting  the  investigation.    All  complaints  should  then  be  recorded  in  the  service 
complaint  register  preferably  by  a  complaint  clerk,  the  following  data  being  ii 
for  each  individual  complaint.    The  serial  number  and  date  of  the  complaint;  thei 
and  address  of  the  complainant  or  the  location  of  the  condition  complained  of;  and  tat 
date  of  transmittal  to  the  district  office  for  investigation  and  report.     When  the  nans* 
of  the  complaint  clearly  indicates  an  omission  or  neglect  on  the  part  of  a  service  est- 
tractor,  the  main  office  should  send  notice  of  the  complaint  simultaneously  to  both 
the  district  highway  office  and  the  contractor  assumed  to  be  responsible.    Upon  its 
receipt  at  the  district  highway  office,  the  complaint  should  be  registered  and  issued  to 
an  inspector  for  investigation  and  report.     If  a  service  complaint  should  be  origuutBr 
received  at  the  district  highway  office  instead  of  at  the  main  highway  office,  the  com- 
plaint should  be  investigated  as  usual,  and  in  the  meantime,  the  main  office  should 
be  advised  of  its  existence  and  a  serial  number  assigned  to  it.    After  being  investi- 
gated and  reported  upon  by  the  inspector  and  the  findings  or  recommendations  approval 
by  the  district  assistant  engineer,  the  complaint  form  should  be  forwarded  to  die  asa 
office,  where  the  entry  in  the  service  complaint  register  should  be  closed  out  by  catenae 
the  date  of  the  complaint  form's  return. 

Tickler  File.  One  of  the  principal  and  best  means  for  heads  of  departments  std 
divisions  to  control  the  performance  of  periodical  functions  and  inspections,  sad  of 
insuring  that  proper  attention  is  given  to  deferred  and  prospective  duties,  is  a  tidda* 
or  follow-up  system.  The  responsibility  for  operating  such  a  system  should  in  all  am 
be  assigned  to  some  one  definite  person. 

The  style  op  filing  CABINET  best  adapted  for  tickler  purposes  consists  of  tsete 
drawers,  one  for  each  month  of  the  year;  and  each  drawer  having  a  sub-drriaos  <* 
index  pocket  for  each  day  of  the  month.  It  is  also  desirable  to  provide  special  compart- 
ments in  which  may  be  filed  such  data  as  requests  for  forthcoming  reports  or  puhlkt- 
tions,  work  to  be  included  in  the  next  letting  of  contracts,  specification  amendnsaA 
etc     These  filing  compartments  should  be  of  such  a  size  as  to  enable  the  tickler  copi« 

v»  Tickler  File.    For  use  in  the  tickler  file,  a  memorandum  or  a  copy  of  tba 

"!orrespondence  made  on  a  tickler  filing  copy  sheet  should  be  used.    Tin 

%  copy  should  be  of  a  color  distinct  from  that  of  the  sheets  used  for  fcaenl 
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respondenoe,  preferably  pink,  and  should  indicate  the  date  upon  which  the  matter 

hie  for  attention,  and  the  name  of  the  person  who  is  to  report  upon  it  or  to  whom  it 

old  be  referred.    These  tickler  copies  should  be  filed  chronologically.    Each  morn- 

the  person  in  charge  of  the  tickler  file  should  notify  those  persons  against  whom 

filed  ticklers  becoming  due  on  that  date,  of  the  nature  of  the  matters  to  receive 

eotion  and  if  possible  secure  from  them  the  necessary  formal  reports  or  other  accep- 

le  assurance  that  the  matter  will  be  given  proper  attention.    The  tickler  copy 

mid  not  leave  the  possession  of  the  person  in  charge  of  the  file,  but  should  be  retained 

the  file  as  a  further  check  to  insure  the  actual  performance  of  the  indicated  duty, 

ler  on  the  date  first  noted,  or  at  a  definite  future  date,  if  it  is  not  possible  to  conclude 

matter  on  the  date  on  which  it  is  due. 

12.    Permits  and  Licenses 

Hassificatioa  of  Permits.  In  order  that  the  field  covered  by  the  issuance 
permits  coming  under  the  jurisdiction  of  the  Permit  Division  of  a  large 
inicipal  highway  department  may  be  understood  in  detail,  the  four  fai- 
ring general  classifications  are  given,  together  with  the  natures  of  the 
vileges  and  concessions  included  in  each: 

L  Use,  including  the  use  of  highways  by  electric  railway  cars,  automo- 
w,  motor-trucks,  horse-drawn  vehicles  and  barrows  and  for  the  trans- 
lation of  steam-propelled  machines,  the  moving  of  buildings  and  other 
ds  of  unusual  weight  or  traction  requirements. 

I.  Occupations,  including  the  temporary  occupation  of  highways  by 
rod  materials  or  structures  incident  to  building  or  other  construction  work. 
i.  Encroachments,  including  the  permanent  occupation  of  space  within 
}  lines  of  a  highway,  either  on  or  below  or  above  the  surface,  including 
inels,  vaults,  awnings,  marquise,  private  bridges,  overhead  pipe  or  pole, 
i  wire  lines,  and  portions  of  buildings. 

L  Openings,  including  the  opening  of  highways  for  the  purpose  of  ta- 
iling, overhauling  or  repairing  mains,  services,  sewers,  conduits,  vaults, 

*  tracks  and  appurtenances. 

administration  of  a  Permit  Division.  The  first  step  in  the  organisation 
a  Permit  Division  should  be  the  assignment  of  a  supervising  engineer 
assume  full  and  exclusive  control  of  the  division  under  the  direction  of 
)  administrative  office  of  the  Highway  Department.  Any  necessary 
difications  should,  however,  be  made  to  suit  the  conditions  existing  in  a 
,te,  county  or  township  organisation.  In  the  case  of  a  state  or  county 
^artment,  for  example,  it  would  possibly  be  necessary  to  issue  permits 
m  the  district  offices,  and  if  desirable  this  could  also  be  done  in  a  large 
uucipality.  This  should  be  followed  by  the  compilation  of  a  record  of 
red  highways  under  maintenance  guarantee,  and  a  complete  record  of 
I  character  of  pavement  existing  on  all  streets  and  roads.  To  facilitate 
erence,  the  records  of  pavements  under  maintenance  guarantee  should 
typewritten  on  cards  which  should  be  filed  in  a  visible  filing  cabinet. 
t  each  individual  card  record  should  be  noted  all  the  information  required 

•  use  as  a  guide  in  issuing  a  permit.  The  record  of  pavements  not  under 
arantee  may  be  made  in  the  form  of  a  map  indicating  by  colors  the  several 
wacters  of  pavement.  To  complete  the  record  and  also  insure  that  no 
rmit  may  be  issued  for  the  opening  or  occupation  of  a  highway  on  .which 
w  pavement  is  about  to  be  laid  or  is  in  course  of  construction,  a  copy 
the  contractor's  notice  to  proceed  with  the  work  should  be  sent  by  the 
igineering  Division  to  the  Permit  Division  where  it  should  be  placed  on 
>  as  a  temporary  ready  reference  and  destroyed  upon  receipt  of  the  per- 
ment  record,  prepared  at  the  completion  of  the  work.    An  adeqi 
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and  efficient  set  of  forms,  a  modern  filing  system  and  an  effective  faUov-fj 
or  tickler  system  should  also  be  installed.     Any  forms  or  practices  m 
required  by  existing  legislation  and  for  which  no  good  reason  can  be  assess! 
for  their  continuance  should  be  discontinued. 
The  Forms  and  Filing  Devices  of  a  Permit  Division  should  consist  of  the  foBon? 

1.  Pavement  record  cards;  upon  which  are  recorded  the  character  of  the  pavesHStss' 
other  essential  data  concerning  each  block  of  highway  pavement  under  mnintiwi 
guarantee. 

2.  A  record  or  map  indicating  by  colors  the  earth  roads  and  the  character  of  ps» 
ment  on  each  street  or  road  not  under  maintenance  guarantee. 

3.  Application  forms;  upon  which  the  prospective  permittee  prepares  a  fees' 
application  to  open  or  occupy  a  highway,  or  to  erect  an  awning. 

4.  Permit  issuance  notification  forms;  originated  in  duplicate  and  by  means  oT 
the  district  officers  are  notified  of  the  issuance  of  permits  and  a  tickler  copy  is 
in  the  Permit  Division. 

5.  Permit  registers;  to  be  used  by  the  district  officers  to  maintain  a  record  a!** 
receipt  and  disposition  of  permit  notification  forms. 

6.  Notice  to  the  division  engineer  of  the  failure  of  the  district  office  to  make  witsa* 
reasonable  time  a  final  report  on  outstanding  permits.  The  use  of  this  form  b  ha* 
upon  the  assumption  that  a  division  engineer  may  have  under  his  superviskm  a  sa- 
ber of  district  offices. 

7.  A  set  of  four  loose-leaf  binders  for  each  district  office,  one  binder  being  teed  » 
spectively  for  each  of  the  four  kinds  of  permit  register  sheets;  and  numerically  teassJ 
active  file  and  a  highway  name  indexed  inactive  file  for  the  filing  of  permit  sods* 
tion  forms  in  the  Permit  Division. 

Permits  for  Opening  a  Highway.  The  system  for  the  control  of  permits  arwtfsj 
the  opening  of  a  highway  for  the  repairing  of  existing  sub-structures,  or  the  instst* 
tion  of  service  connections  or  other  minor  sub-structures  should  be  as  follows:  Hi 
applicant  should  prepare  a  formal  application  (Form  G)  indicating  the  name  and  s3 
dress  of  the  permittee,  the  location  for  which  the  permit  is  asked,  and  the  natoare  • 
the  work  to  be  done  under  the  permit.  This  application  should  be  presented  to  s  pa 
mit  clerk  who  should  immediately  refer  to  the  record  of  highway  pavements.  If  * 
maintenance  guarantee  exists,  or  it  has  expired,  and  there  is  no  other  objection,  tl 


BUREAU  OF  HIGHWAYS 

DEPARTMENT  OF  PUBLIC  WORKS 

PHILADELPHIA 


APPLICATION  FOR  PERMIT 
TO  OPEN  HIGHWAY  PAVEMENT 


APPUCATW 


Indicate  with  "X"  the  Charac-i 
ter  of  Pavement  to  be  Opened1 


Asphalt  block 

Bituminous  macadam 

Cement  concrete               I 

Cobble  or  rubble 

Earth,  cinders,  etc 

Sheet-asphalt 

Slag  block 

Stone  block 

Vitrified  block 

Kound  macadam 

k 

Chief,  Bureau  of  Highways, 
Sir: 


make  application  for  permit  to  -J  |^JJjj|  J 


S  install  water  service  pipe  \ 
repair  water  service  pipe  (  Df 
install  sewer  lateral  1  at 

repair  sewer  lateral  ) 

Name  of  Applicant , 

Address 

Form  G 
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ftplication  may  be  approved  by  the  permit  clerk  and  the  permit  issued.  If,  however, 
m  guarantee  has  not  expired,  the  application  should  at  once  be  referred  to  the  super- 
sing  engineer  who  should  consult  the  data  on  record  relative  to  the  previous  notifica- 
m  of  abutting  property  owners  of  the  necessity  of  installing  any  sub-surface  connec- 
ms  within  a  certain  definite  number  of  days  prior  to  the  starting  of  the  construction 
the  guaranteed  pavement.  The  supervising  engineer  from  his  knowledge  of  the 
nditions  governing  each  specific  case  either  approves  the  application  or  disapproves 
for  sufficient  reasons.  In  the  case  of  public  utility  corporations  the  applicant  should 
9  either  a  release  from  the  guarantor  of  the  pavement  stating  that  the  opening  to  be 
sde  will  not  affect  the  guarantee,  or  a  certified  order  upon  the  guarantor  to  re- 
»re  the  pavement  to  its  original  condition.  If  the  application  is  approved,  upon  the* 
yment  of  the  regular  charge,  if  any,  for  the  restoration  of  the  pavement,  the  per- 
it  should  be  issued  and  should  be  valid  for  a  stipulated  period  of  time  as  indicated 
ereon. 

Permit?  for  the  Temporary  Occupancy  of  Highways  for  storing  building  materials 
ould  be  governed  by  the  following  procedure  during  issuance:  The  applicant  should 
y  the  regular  stipulated  fee  to  the  Permit  Division,  and  after  signing  his  name 
d  address  on  the  duplicate  permit  retained  in  that  Division,  the  original  permit 
ould  be  issued  to  him. 

Awning  Erection  Permits  should  be  issued  according  to  the  following  procedure: 
le  applicant  should  fill  in  and  present  to  the  Permit  Division  an  application  form. 
da  application  should  be  numbered  and  sent  to  the  proper  district  office,  where  an 
ipector  should  be  assigned  to  investigate  the  conditions  existing  at  the  location 
Heated  in  the  application,  and  upon  the  return  of  the  forms,  with  the  approval  of 
e  district  assistant  engineer,  the  applicant  should  be  notified  to  pay  the  regular 
palated  fee  whereupon  the  permit  should  be  issued. 

Details  of  Operation  During  Life  of  Permit  In  detail  the  permit  forms  must  vary 
cording  to  the  purpose  for  which  they  are  issued,  but  in  general  all  should  contain 
lerial  number,  date  and  nature  of  the  permit,  the  name  of  the  permittee,  the  location 
•  which  the  permit  is  issued  and  period  of  the  permit's  validity.  At  the  time  of  the 
nance  of  permits,  the  permit  clerk  should  fill  out  a  permit  notification  form  (Form  H) 
duplicate,  on  which  should  be  indicated  the  serial  number,  the  date,  the  nature  of 
9  permit,  the  name  of*  the  permittee,  and  the  location  for  which  the  permit  is  issued. 


I. 


(this  notice  mubt  bb  returned  to 
rkbau  op  highways  •  rook  282  city  haul) 

AND  NOTIFICATION  OF  PERMIT 


PERMIT  DIVISION 


8TRBBT  CLEANING 

PARTMENT  OF  PUBLIC 
WORKS 

|Y    OP    PHILADELPHIA 


ISSUANCE 

FOR 

OCCUPATION  OF  HIGHWAY 
BY  BUILDING    MATERIALS 


Permit  No*. 


Permit 
Date 


Date  of 

Promised 

Completion 


Date  of 

Promised 

Completion 


Div.  Engr. 
Notified 


8I8TANT  Engineer District 

Under  permit  issued  by  this  Bureau 

is  authorized  to  occupy  the  highway  at 

ation with  building  material  for  a 

riod  of  one  month  from  the  date  of  this  notice. 

SPORT 

The  permittee  has  complied  with  all  of  the 
pdrements  of  this  permit. 

(Note  any  violations  on  reverse  side.) 

med Date WILLIAM  H.  CONNELL, 

Inspector  Chief  of  Bureau. 

■proved 

District  Assistant  Engineer 

Form  H 
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The  original  copies  of  the  permit  notification  form  should  be  forwarded  to  the : 
assistant  engineers  of  the  districts  in  which  the  permits  apply,  and  the  duplicate  as! 
should  be  filed  in  the  active  permit  notification  file  of  the  Permit  Division,  inmaeaal 
by  serial  number,  under  the  date  on  which  the  original  notification  m  to  be  repol 
on  and  returned  from  the  district  office. 

Upon  the  receipt  of  the  permit  notification  forms  at  the  district  offices  thee  abud 
be  recorded  from  them  in  the  proper  District  Permit  Registers  the  following  «■» 
The  serial  number,  the  date  of  issue  and  receipt,  the  name  of  the  permittee,  the  betas 
for  which  the  permit  is  issued,  the  date  of  the  permit's  expiration  and  the  ehsnal 
of  the  pavement  involved.  Four  Permit  Registers  should  be  maintained ,  one  sacs  fe 
openings  in  highways,  occupation  of  highways  by  building  materials,  erection  of  aeawj 
and  miscellaneous  permits,  respectively.  These  registers  should  be  gone  over  4$ 
thus  obviating  the  possibility  of  inspections  being  omitted  or  neglected  for  an  serosal 
able  length  of  time. 

Where  in  regular  practice  the  pavement  restoration  is  performed  either  by  desfit 
ment  forces  or  under  a  contract,  the  district  assistant  engineer  should  issue  the  af 
essary  restoration  orders  and  follow  them  up  to  insure  that  the  work  ft  performed  *£fc 
a  reasonable  time.  Those  permittees  who  do  not  pay  the  stipulated  fees,  but  was  si 
authorized  to  restore  the  pavement  themselves,  or  thru  an  order  given  to  a  eoatnev 
should  notify  the  Highway  Department  when  the  repairs  are  to  be  made  so  mat  a 
specters  can  be  assigned  to  supervise  the  work.  If  prior  to,  or  at  the  time  of  the  as! 
ration  of  the  permit's  period  of  validity,  which  for  example  in  the  case  of  a  paves* 
opening  may  be  2  weeks,  and  1  month  where  the  highway  is  occupied  by  bnfldmg 
rial,  etc,  conditions  become  normal  by  reason  of  the  restoration  of  the  opened  pai 
or  by  the  removal  of  permitted  obstructions,  etc,  the  final  report  on  the  permit  sal 
fication  form  should  be  endorsed  by  the  inspector  and  approved  by  the  &at 
assistant  engineer,  and  after  the  entry  in  the  district  Permit  Register  is  dosed  oat*: 
the  insertion  of  the  date  of  the  final  inspection  and  the  inspector's  name  It  saouM  l 
returned  to  the  Permit  Division. 

A  report  should  be  made  at  the  end  of  each  month  to  the  Permit  Division  by  d 
district  assfc^ant  engineers  showing  all  permits  not  finally  reported  on  and  givfeg  4 
reasons  therefor.  The  permit  clerk  should  check  these  reports  with  the  active  sew 
notifications  on  file,  and  set  back  under  the  proper  dates,  those  on  which  definite  prei 
ises  are  given  of  future  reports  or  repairs  to  be  made  either  by  a  permittee,  eoatmcu 
or  department  forces.  If  the  repairs  are  not  made  as  promised,  a  notice  should  he  as 
to  the  division  engineer  notifying  him  to  give  the  matter  his  personal  attention  si 
submit  a  report  to  the  Permit  Division  within  5  days,  and  the  permit  notifieattoe  fan 
should  be  set  back  that  number  of  days  and  called  to  the  attention  of  the  dm* 
engineer  if  he  fails  to  make  his  report  within  that  time. 

In  cases  where  the  validity  of  a  permit  has  expired  and  the  necessary  restoratisi 
have  not  been  made  prior  to  the  time  at  which  the  monthly  reports  of  overdue  penal 
are  forwarded  to  the  Permit  Division  by  the  several  district  offices,  the  praesset 
finish  should  not  exceed  6  days,  unless  there  are  some  exceptional  drenmetanom  Ai 
will  warrant  an  extension  of  time.  In  cases  where  it  is  necessary  that  repairs  be  awi 
within  this  stipulated  period  of  6  days,  and  the  Permit  Division  has  not  been  nodal 
by  the  district  office  that  the  repairs  have  been  made,  the  permit  clerk  should  gefi 
telephonic  communication  with  the  proper  district  office  and  ascertain  if  the  rajs! 
have  actually  been  made,  as  the  district  office  may  not  have  had  sufficient  tiawl 
which  to  notify  the  Permit  Division.  If  such  repairs  have  not  been  made,  the  fteai 
Division  should  issue  a  written  notice  to  the  proper  responsible  individual  or  corps] 
tion  demanding  that  repairs  be  made  within  48  hr.  A  copy  of  this  notice  aaoaU  b 
sent  to  the  proper  district  office,  and  the  permit  notification  should  be  set  back  fsH 
days.  If  the  repairs  are  not  made  within  48  hr,  the  district  assistant  engineer  sees} 
cause  the  repairs  to  be  made  under  the  general  repair  contract  or  by  department  fawl 
and  render  an  accounting  of  the  cost  of  the  repairs  to  the  Main  Office  where  i 
should  be  made  to  proceed  to  collect  the  amount  from  the  responsible  party  or  i 
The  permit  notification  form  should  also  be  forwarded  by  the  district  office  at  thai 
^~m»  with  a  proper  endorsement  of  the  facts  of  the  case.  In  all  cases  the 
M,  prior  to  the  return  of  the  original  copy,  note  on  the  reverse  aide  of  the  i 
•f  the  permit  notification  from  the  various  steps  taken  to  have  restorations  assj 
he  return  of  the  original  permit  notification  forms  to  the  Permit  Dinson,  w 
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plicate  copies  should  be  destroyed,  and  the  original  copies  should  be  filed  alphabet- 
ic by  location  in  the  inactive  file. 

rhe  issuance  of  permits  for  encroachments  and  for  the  use  of  the  highways  for  the 
rpose  of  transporting  loads  of  unusual  character  or  weight  should  be  based  upon  an 
nestigation  of  the  conditions  prevailing  in  each  specific  case. , 

IS.    Contract  Procedure 

Purpose.  If  the  actual  physical  work  of  highway  construction  and  main- 
iance  is  to  proceed  in  an  orderly  manner,  it  is  necessary  that  the  office 
ocedure  relating  to  the  advertisement  of  proposals  and  the  preparation 
contracts  should  be  thoroly  systematized.  A  modern  system  of  con- 
ict  procedure  should  have  the  following  purposes  in  view: 

1.  The  establishment  of  a  complete,  concise,  flexible  and  easily  inter- 
eted  progress  record  of  all  work  performed  by  contract,  covering  in  detail 
d  in  orderly  sequence  all  the  events  from  the  authorization  of  the  work 

its  physical  completion. 

2.  The  provision  of  data  relative  to  physical,  legal  and  financial  con- 
tions  by  which  may  be  determined  the  proper  time  for  advertising  for 
lis  and  for  placing  work  under  contract. 

3.  The  installation  of  office  equipment  and  procedure  in  which  would 
required  a  minimum  of  engineering  and  clerical  labor  in  the  operations 

eiiminary  to  the  beginning  of  the  physical  construction  work. 

4.  The  centralization  of  the  control  of  operations,  procedures  and  con- 
tions  having  to  do  with  the  advertisement  of  proposals,  the  preparation 

contracts  and  the  order  in  which  the  work  is  to  proceed. 

5.  The  provision  of  data  from  which  any  desired  character  of  report 
ncerning  contract  work  could  be  readily  compiled. 

Classification  of  Contracts.  With  reference  to  their  period  of  effective- 
as,  contracts  may  be  divided  into  two  general  classifications,  namely, 
inual  contracts  and  job  contracts.  The  annual  contracts  remain  effective 
ily  during  the  indicated  calendar  year,  while  job  contracts  remain  in 
rce  until  the  provisions  of  the  contract  are  fulfilled  and  accepted.  In 
oeral,  job  contracts  usually  include  highway  and  special  construction 
id  maintenance  work,  while  annual  contracts  include  service  work  such 
i  street  cleaning,  the  collection  and  disposal  of  ashes,  rubbish  and  garbage, 
►rinkling,  team  hire,  etc.  While  all  contracts  necessarily  follow  the  same 
indamental  procedure,  the  several  details  of  the  procedure  vary  according 
i  the  needs  of  the  individual  contract.  The  detailed  procedure  for  high- 
ay  construction  contracts,  however,  covers  all  of  the  possible  details 
r  all  kinds  of  contracts,  and  in  view  of  this  fact  the  description  of  the 
mtract  procedure  will  be  confined  to  the  details  applicable  to  highway 
instruction.  For  contracts  of  a  nature  requiring  the  use  of  a  lesser  num- 
bt  of  procedure  details,  the  identity  of  the  several  details  actually  required 
ill  be  obvious. 

Philadelphia  Bureau  of  Highways  Contract  Procedure.  The  details  of 
mtract  procedure  as  employed  in  1917  while  the  author  was  Chief  of  the 
joreau  of  Highways  and  Street  Cleaning  of  Philadelphia  are  as  follows: 
Operating  Equipment.  To  provide  for  the  efficient  operation  of  the  contract  proce- 
|re,  the  following  forms,  filing  devices  and  instructions  were  provided:  (1)  Contract 
lewd  sheets,  one  each  of  distinctive  colors  for  grading,  paving,  repaving,  surfacing, 
Surfacing  and  miscellaneous  contracts  respectively;  (2)  schedule  of  bid  forms,  one 
feeh  of  distinctly*  colors  for  th?  records  of  the  Bureau  of  Highways,  the  Department 
f  Public  Works  and  the  City  Controller,  respectively;  (3)  certified  check  and  coot- 
|nrd  record  forms,  of  distinctive  colors,  two  for  the  records  of  the  Bureau  <*t  £ 
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ways  and  one  for  the  record*  of  the  Department  of  Public  Works  respeetivetr:  I 

contract  ledger  forms,  (5)  daily  progress  report  postal  cards;  (6)  inspectors' 
work  certification;  (7)  printed  form  letters  for  every  letter  of  a  fixed  form 
part  of  .the  contract  procedure;  (8)  written  instructions  explaining  in  detail  the 
tion  of  the  contract  procedure;   (9)  suitable  filing  cabinets,  indexes  and 
binders. 

Arrangement  of  the  Contract  Record  Files.  The  contract  record  files,  one  of 
is  maintained  for  the  work  under  the  supervision  of  each  of  the  two  division 
are  arbitrarily  divided  into  several  logical  sub-divisions  with  the  idea  that  a 
record  shall  be  progressed  thru  the  several  successive  sub-divisional  units  of  tar  I 
as  rapidly  as  the  governing  conditions  would  warrant,  and  from  the  position  uuiuri 
occupied  by  the  record  in  any  one  of  the  several  sub-divisions,  could  be  basea  tea 
telligent  administration  of  the  subsequent  operations  of  the  procedure.  The  wem 
sub-divisions  of  the  procedure  are  as  follows: 

1.  Authorized.  In  this  sub-division  the  contract  procedure  has  its  origin,  a  ntm 
being  prepared  for  each  parcel  of  work  immediately  after  its  authorisation  by  ansa** 
of  City  Councils.  The  records  in  this  division  are  further  sub-divided  aeconfiort 
the  character  of  the  work  authorized,  as  follows:  (1)  Grading,  (2)  Paving,  (3)  Repeal 
(4)  Surfacing,  (5)  Resurfacing,  (6)  Miscellaneous. 

2.  Proposal  Advertisement  Prepared.  In  this  subdivision  is  included  thtsri 
for  which  drawings,  specifications  and  proposal  forms  have  been  prepared,  sad  si 
be  included  in  the  next  advertisement. 

8.  Under  Contract.  In  this  sub-division  is  included  any  of  the  work  in  the  ki*i 
following  stages  of  the  procedure:  (1)  Proposals  advertised,  (2)  contract  awvoM 
(3)  contract  ordered  executed,  (4)  contract  executed,  (6)  notice  issued  to  coBtnflfl 
to  proceed  with  the  work. 

4.  Finished.  This  sub-division  includes  all  the  work  that  has  been  phyaoQ 
finished.  The  records  in  this  division  are  filed  according  to  the  year  in  which  the* 
is  finished. 

6.  To  Be  Rejected.  In  this  sub-division  is  included  the  work  for  which  b&« 
in  course  of  rejection  or  the  contract  is  in  process  of  annulment. 

6.  Inactive.  This  sub-division  constitutes  the  final  disposition  of  records  wi* 
have  been  superseded  by  revised  records  by  reason  of  the  passage  of  modifying  satse 
ization  ordinances;  the  rejection  of  bids,  or  the  annulment  of  contracts. 

The  Origination  of  the  Contract  Record.  Upon  the  receipt  of  a  certified  coot  of  £ 
authorizing  ordinance,  a  comparison  is  made  of  this  ordinance  with  previous  ordioisn 
and  any  conflictions  discovered  are  noted  for  adjustment,  after  which  s  cobsk 
record  sheet  for  the  indicated  character  of  work  (Form  I)  is  originated  and  the  feEos* 
data  supplied:  The  name  of  the  highway  and  the  limits  of  the  proposed  vork;d 
ordinance  date;  the  character  of  the  existing,  if  any,  and  of  the  authorised  pavraai 
and  the  numbers  of  the  highway  division  and  district,  the  survey  district  and  tat  sti 
in  which  the  proposed  work  Is  located.  There  is  then  determined  the  stats  of  ti 
several  following  legal  and  physical  conditions.  For  all  classes  of  highway  coastta 
tion,  the  Bureau  of  Surveys  is  requested  to  certify  to  the  legal  width  of  the  ai(b**J 
to  its  being  on  the  city  plan  and  legally  opened;  and  also  to  the  status  of  any  en** 
or  proposed  sewers,  sewer  laterals,  manholes  and  inlets.  For  paving  work  oafr* 
Department  of  Revision  of  Taxes  b  requested  to  indicate  the  tax  rate  appb'**  • 
properties  abutting  on  the  length  of  highway  involved.  The  reports  submitted  i 
answer  to  these  requests  are  recorded  on  the  contract  record. 

Drawings  and  Estimates.    If  the  drawings  and  esti  nates  for  the  proposd  «*) 

are*  not  already  on  file,  a  set  of  four  copies  is  ordere  1  fro-n  the  Bureau  of  &ff*9* 

Upon  the  receipt  of  the  drawings  and  estimates  a  serial  filing  number  is  aeugnd* 

twoof  the  sets,  and  is  also  recorded  on  the  corresponding  contract  record.    The  sew 

numbered  set  is  folded  or  rolled  to  a  standard  size  and  filed  numerically.    Two** 

of  the  drawings  and  estimates  are  forwarded  to  the  district  assistant  engineer,**** 

~  intended  for  a  district  office  record  and  the  other  copy  being  for  sub***** 

*  the  inspector  assigned  to  the  supervision  of  the  work.  ^^ 

'tions  Governing  Advertisement.    The  availability  for  advertising  of  prop^ 

rming  miscellaneous  work  and  supplying  materials  and  services  it  fovcfse 

ttus  of  conditions  especially  applicable  to  each  specified  situation.    In  P0*1 


Contract  Procedure 


1        i           "^ 

Ljijji    j 

55:       •  I' 5 

ill  i         1 

-  -1-                *               [                                   t 

I     ! „                i 

i    ■*            i  I  ,  .     ,     . 

■  I!  r  if  !  i  i j 

i   11!     1    i    |                 rT!=!^ 

\    «   !„:„j             tf'i 

i     i    I   i   !                   T 

i     j--;-i | 

ill      "      "I     ?T^ 

III  116      i 

lliiliil   1   '                 [til! 

1560       Organization  and  Administration  of  Highway  Depts.     Sect.  I 


the  principal  governing  factors  are,  a  need  for  the  work,  materials  or 
existence  of  the  necessary  funds  with  which  to  pay  therefor.    Before  a  parcel 
construction  work  is  considered  as  being  available  far  advertising  it  is 
there  should  be  a  demand  for  the  work  and  that  no  conditions  should 
interfere  with  or  prevent  the  prompt  physical  prosecution  of  the  work, 
the  status  of  the  following  governing  conditions  should  be  as  indicated  in 


ttol 

m 


Table  Hi 


Charactbr  or  Wouc 

Governing 
Conditions 

Grading 

City  Street 

Country  Ross" 

Paving 

Re- 
paving 

Re- 
surfacing 

Sur- 

R^ 

Authorizing  ordinance . 
On  city  plan 

Yea 
Yea 
Yes 
No 
No 
No 
Yes 

Yes 
Yes 

Yes 
Yes 
Yes 
Yes 
Yes 
Yes 
Yes 

Yes 
Yes 

Yes  or  No 
Yes 
Yes 
No 
Yes 
Yes 
Yes 

Yes 
Yes 

Yes  or  No 

Yes 

Yes 

No 

Yes 
Desirable 

Yes 

Yes 
Yes 

YesorNo 

Yea 

Yes 

No 
Desirable 
Desirable 

Yes 

Yes 
Yes 

Yes  or  ft 
Yet 

City  tax  rate 

Yes 

No 

At  confirmed  grade. . . . 

Plan  and  estimate .... 

Necessity      for      work 

based    upon   an    in- 

Dasnak 

Deormak 

Yes 

Ysf 
Yes 

Yes  indicates  an  absolute  necessity  that  conditions  must  exist  as  indicated. 

No  indicates  that  it  is  not  necessary  that  indicated  conditions  exist. 

Yes  or  No  indicates  that  the  existence  of  the  necessity  is  dependent  upon  thespedae 
provisions  of  ordinance  appropriating  the  funds. 

Desirable  indicates  a  desirability,  but  not  an  absolute  necessity,  that  indicated 
conditions  must  exist. 

Preparation  and  Advertisement  of  Proposals.  To  insure  the  efficient  operatka  of 
the  procedure  for  the  preparation  and  advertisement  of  proposals  for  highway  work 
the  following  forms,  equipment  and  methods  were  provided: 

1.  Proposal  estimate  forms;  one  distinctive  form  for  each  of  the  four  general  cb#- 
sifications  of  highway  construction  work,  each  form  containing  all  of  the  fixed  data 
likely  to  be  used  and  providing  spaces  for  the  insertion  of  the  necessary  variable  data 

2.  Schedule  of  standard  proposal  item  terms;  which  provides  a  complete  and  kgkasy 
arranged  classified  summary  of  all  of  the  fixed  and  variable  standard  terms  fixer/  to 
be  used  in  the  preparation  of  proposals  for  highway  construction  work. 

3.  Proposal  or  bid  forms;  one  distinctive  form  for  each  of  three  ilssmn  of 
Two  of  the  proposal  or  bid  forms  also  contain  schedules  of  fixed  prices  for  every  < 
ter  of  contingent  work  likely  to  be  encountered. 

4.  Advertised  work  estimate  forms;  on  which  is  indicated  the  limits,  quantity  «d 
estimated  cost  of  all  work  proposed  to  be  advertised. 

5.  Advertised  work  schedules;  which  indicate  the  character  and  geographical  Banto 
of  each  parcel  of  work  advertised  and  are  issued  to  prospective  bidders  to  serve  as  » 
guide  in  their  pre-inspection  of  the  sites  of  the  proposed  work. 

6.  Proposal  envelopes;  which  are  issued  to  prospective  bidders  for  the  purpose  of 
enclosing  in  them  their  proposals. 

7.  Report  of  low  bidders  and  prices;  which  facilitates  the  preparation  of  reporii  to 
t1--  ^Ui-'  «f  the  Bureau  and  the  press. 

n  sets  of  the  proposal  forms,  specifications  and  drawings  for  each  pared 
vork;  all  of  which  are  filed  in  convenient,  readily  accessible  and  properly 
>r  the  inspection  and  information  of  prospective  bidders. 
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9.  Special  filing  cabinet;  in  which  proposals  awaiting  distribution  to  prospective 
Adders  are  filed  in  a  readily  accessible  manner  and  are  properly  indexed  according  to 
he  letting  date  and  schedule  letter. 

10.  Improved  method  of  proposal  form  distribution  by  which  each  prospective 
Adder  is  furnished  with  a  complete  set  of  proposal  forms  for  each  schedule  applied  for. 

11.  A  hectograph  duplicating  device  by  which  the  proposal  forms  are  duplicated, 
hereby  dispensing  with  the  handwriting  or  typewriting  of  proposals  and  subsequently 
becking  them  for  accuracy. 

Preparation  of  the  Proposal  Estimate.  As  soon  as  the  several  governing  conditions 
•come  favorable,  the  original  office  copy  of  the  proposal  is  prepared  in  ink  handwriting 
b  a  proposal  estimate  by  the  division  engineer  and  checked  by  his  assistant  or  vice 
The  four  kinds  of  proposal  estimate  forms  were  intended  to  be  used  as  follows: 

Form  Number  Character  of  Work  to  be  Used  for 

1-A Grading 

f  Asphalt 

1-B Paving  with 


«J {&£&,}"* 


Vitrified  block 
Granite  block 
Wood  block 

Asphalt 

Vitrified  block 

Granite  block 

Wood  block 

Concrete 

Water-bound  macadam 

Bituminous  material 


I 


In  general,  on  each  of  these  forms  is  recorded  the  following  data:  Division  (number); 
ocation,  street,  (name)  from,  (name)  to,  (name);  letting  date,  (date);  certified  check, 
amount);  days  allowed  for  completion  of  work,  (number);  estimate  of  work  to  be 
performed,  (quantity  and  character) ;  notes  and  special  requirement,  (stated  explicitly 
md  briefly,  if  any).  Any  printed  data  on  the  proposal  estimate  forms  that  it  is  not 
lesired  to  have  appear  on  the  proposal  forms  is  stricken  out. 

Location  of  Proposed  Work.  The  location  is  expressed  in  a  concise  manner  and 
altered  on  the  contract  records.  Numbered  streets  are  indicated  by  numerals.  The 
righway  name  need  not,  however,  be  followed  by  street,  avenue,  road,  etc,  except 
there  such  a  designation  is  absolutely  required  to  distinguish  the  highway  from  another 
laving  a  similar  proper  name.  Numbered  street  designations  should  be  followed  by 
ihe  suffix  St.,  nd.,  rd.,  or  th.f  as  may  be  required.  When  a  highway  is  bounded  by  two 
lumbered  streets,  the  lower  should  precede  the  higher  number.  When  two  or  more 
Ughways  are  grouped  into  one  proposal,  the  named  streets  should  be  arranged  alpha- 
MtieaJIy,  followed  by  the  numbered  streets  arranged  numerically. 

Letting  Date.  The  date  of  the  letting  is  set  for  a  date  at  least  11  days  after  the 
late  of  the  first  insertion  of  the  advertisement  in  the  newspapers.  Except  where 
absolutely  necessary,  lettings  do  not  take  place  on  a  Mon.  or  Sat. 

Certified  Check.  The  amount  of  the  certified  check  is  made  equal  to  2 . 5%  of 
the  estimated  cost  of  the  proposed  work,  and  should  always  be  expressed  in  the  nearest 
round  figure  which  is  a  multiple  of  $5.  For  estimating  purposes  the  figures  given  in 
the  schedule  of  fixed  prices  for  contingent  work  should  be  used. 

Time  Allowed  for  the  Completion  of  Work.  In  fixing  the  period  of  time  allowed 
for  the  completion  of  a  parcel  of  work,  careful  consideration  is  given  to  the  desirable  or 
tecesBary  speed  for  the  prosecution  of  the  work  as  governed  by  actual  necessities  and 
its  influence  upon  the  probable  cost.  In  grading,  especially  where  rock  is  to  be  exca- 
vated, or  it  is  permissible  to  use  ash  filling  and  there  is  no  necessity  for  hurrying  the 
vork,  it  is  generally  possible  to  obtain  lower  prices  by  lengthening  the  time  limit. 

In  every  instance  a  fair  number  of  consecutive  working  days  is  allowed  based  upon 
the  following  considerations: 

1.  The  period  of  time  within  which  it  is  necessary  that  the  work  be  finished  as  gov- 
erned by  the  dependence  of  proposed  subsequent  work  and  of  the  necessities  of  public 


2.  The  probable  influence  of  the  period  of  time  allowed  upon  the  cost  of  the  work. 
g.  The  physical  possibilities  of  performing  the  work,  such  as  the  availability  of 
BUterials  and  equipment;  the  conditions  under  which  the  work  must  be  proset 
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and  the  average  contractor'!  probable  economical  capacity  to  peifotm  the 
clssnen  of  work. 

4.  The  predominance  of  any  specific  class  of  work  that  would  exclusively 
the  time  required  for  the  performance  of  the  entire  parcel  of  work. 

6.  The  study  of  plotted  curves  or  other  compiled  data  relative  to  the  average  qaw- 
tities  of  work  performed  and  the  time  allowance  on  previously  performed  work  da 
similar  character. 

For  the  purpose  of  definition,  the  use  of  such  terms  as  week,  month,  or  year  *» 
omitted  in  favor  of  the  uniform  unit  of  consecutive  working  day,  which  mefttJe  a* 
days  upon  which  the  contractor  may  properly  be  expected  to,  or  upon  which  it  ssaj-  *• 
physically  possible  to  work  and  excludes  Sundays,  legal  holidays  and  such  other  ssjs 
during  which  the  weather  conditions  make  it  inadvisable  or  impossible  to  pedes 
work.  For  extensive  operations,  such  as  boulevard  construction  and  park  develop- 
ment, it  is  absolutely  necessary  that  very  careful  consideration  be  given  to  all  of  a* 
known  or  probable  governing  conditions.  On  straight  highway  canstructksi  w*t 
such  as  grading  and  pavement  construction,  the  determination  of  proper  time  •Bal- 
ances presents  a  less  complicated  problem  and  may  to  a  consider  able  extent  be  beat 
largely  upon  approximate  average  values  of  plant  output  and  the  economical  naffit*" 
of  gangs  and  men  per  gang  and  equipment  for  hauling  obtaining  on  previously  peafinael 
work.  The  notice  to  the  contractor  to  proceed  with  the  work  should  allow  aim  aeV 
fident  time  to  assemble  his  plant  before  the  time  is  counted  against  his  contract.  Tei 
days  is  considered  to  be  ample  time  to  allow  in  which  to  assemble  the  equipment  sti 
deliver  the  materials  and  start  actual  work,  in  the  case  of  ordinary  grading  and  pro* 
ment  contracts,  but  it  would  not  be  sufficient  time  in  extensive  operations,  vase 
considerable  plant  equipment  is  required.  On  all  work  except  grading  a  fattier 
allowance  of  5  days  per  entire  job  is  made  in  the  total  time  allowed  to  compensate  far 
the  time  required  in  the  changing  of  equipment  and  gangs,  cleaning  up,  etc 

Grading.  The  general  classification  of  grading  may  be  sub-divided  into  the  £» 
tinctive  items  of  earth  excavation,  rock  excavation  and  filling.  The  economical 
limit  for  performing  work  by  hand  is  governed  by  a  number  of  conditions  and  will  prob- 
ably vary  between  5  000  and  15  000  cu  yd  to  meet  these  conditions.  In  every  one 
the  advisability  of  performing  the  earth  excavation  by  hand  or  by  shovel 
receive  careful  consideration.  If  the  shovel  method  is  determined  upon,  the 
depth  of  the  cut  and  the  number  of  shovels  to  be  operated  should  also  be 
In  connection  with  rock  excavation,  the  character  of  the  rock  and  the  possfbffity  ef 
the  employment  of  light  or  heavy  blasting  should  be  considered.  With 
to  filling,  the  availability  of  the  filling  materials  should  be  known  with  a 
degree  of  certainty.  Easily  available  material  may  be  considered  to  be  easuy 
ported  material  located  within  1  mile  or  less  of  the  work,  or  clean  ashes  bcag 
collected  from  the  neighboring  territory.  Based  upon  the  foregoing  considerackev 
and  the  minimum  output  of  a  single  plant  equipment  of  average  capacity  for  tfct 
class  of  work  and  the  average  number  of  workmen  employed  on  a  job  by  a  contractor 
conducting  several  similar  operations  simultaneously,  the  following  approximate  averse* 
values  are  given: 

Table  IV.— Daily  Grading  Capacities 

Average  Depth  Cu  Yd 

Nature  of  Work  in  Ft  per  Day 

f  Hand  method         Any 100 


1 


Shovel  method 


Earth  excavation    {                                  (6 250 

7 350 

9 450 

Less  than  5 90 

Rock  excavation,  any  method   \  5  and  less  than  10 100 

10  and  over 105 

miitm*   /  Material  easily  available           \  An„  /  17S 

Fmin*   \  Material  not  easily  available  J  Any \  125 

'T  Construction.    The  principal  governing  factors  in  the  case  of  peraaeat 

are  the  time  required  for  the  construction  and  setting  of  the  cement-coa* 

d  the  setting  of  the  grouted  block  joints.    Consideration  must  abo  aej 
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an  to  the  necessity  for  changing  the  several  types  of  equipment  necessary  for  the 
formanee  of  successive  stages  of  the  work.  It  should  also  be  assumed  that  on  work 
ring  an  area  of  approximately  3000  sq  yd  or  less,  the  construction  of  the  surface 
irae  will  not  proceed  until  the  entire  concrete  base  has  set.  Considering  these  con- 
tone  and  assuming  1000  sq  yd  as  a  unit  area,  the  following  approximate  values  are 
id  aa  a  basis  for  tentative  calculations: 

ble  V. — Time  Allowances  for  Initial  Thousand  Square  Yards  of  Indicated  Operations 

Days 
Nature  of  Work  Allowed 

Preparatory  Work. 

Earth  subgrading  and  rolling  on  original  work 2 

Removal  of  existing  water-bound  or  bituminous  macadam  pavement 

including  broken  stone  or  telford  base,  subgrading  and  rolling 4 

Removal  of  existing  sheet-asphalt  or  block  pavement,  including  broken 

stone,  bituminous  or  gravel  base,  subgrading  and  rolling 3 

Removal  of  existing  sheet-asphalt  or  block  pavement  from  a  concrete 

base. 1 

Preparation  (cleaning,  scarifying  and  shaping)  of  existing  water-bound 

macadam  for  resurfacing 1 

Bass  Course  Construction. 

Cement-concrete,  4,  5  or  6-in  base  course 3 

Broken  stone,  8  or  6-in  base  course 2 

Telford,  8-in  base  course 3 

SURFACE!  AND  BINDER  OR  CUSHION  COURSE  CONSTRUCTION. 

Sheet-asphalt,  2-in  surface  and  1-in  binder  courses 2 

Asphalt  paint  coat  application  and  drying 1 

Bituminous,  2-in  surface  course 2 

Granite  block  surface  and  1  H-in  sand  cushion  courses,  including  grouted 

or  bituminous  joint  filling 5 

Vitrified  block  surface  and  1-in  sand  cushion  courses,  including  grouted 

or  bituminous  Joint  filling 3 

Wood  block  surface  and  1-in  mortar  cushion  courses,  including  sand  joint 

fining 2 

Water-bound  macadam,  3  or  4-in  surface  course 2 

.  Setting  op  Work. 

Setting  of  cement-concrete  base  course  at  least 3 

Setting  of  grouted  joints  in  granite  block  pavement 7 

Setting  of  grouted  joints  in  vitrified  block  pavement 7 

Setting  of  mortar  cushion  in  wood  block  pavement 2 

t 

By  interpolating  these  elemental  time  allowance  values,  it  is  possible  to  readily 
tetermine  the  proper  total  time  allowance  for  the  initial  unit  of  a  1000  sq  yd  of  any 
banfication  or  character  of  work  as  based  upon  what  may  be  considered  fair  average 
lafly  performances,  using  one  concrete  mixer  and  single  equipment  thruout. 

In  the  following  schedule  are  enumerated  for  convenience  of  reference  the  several 
^unifications  and  characters  of  work  most  generally  encountered  in  general  highway 
instruction. 

As  a  general  rule,  it  will  not  be  necessary  to  allow  extra  time  for  the  performance 
of  the  minor  items  or  miscellaneous  contingent  work  as  this  work  is  generally  done 
rimultaneously  with  the  performance  of  the  principal  items  of  the  work.  When  the 
ires  of  work  exceeds  1000  sq  yd  the  full  time  as  indicated  in  Table  V  for  each  suc- 
oesave  process  or  operation  should  be  allowed  for  each  additional  1000  sq  yd  or  frac- 
tion thereof,  except  the  time  allowed  for  the  setting  of  cement-concrete  and  grout 
Joints  and  for  the  changing  of  equipment,  etc,  should  be  included  but  once.  If  it  is 
accessary  or  desirable  that  two  or  more  plants  be  operated,  then  the  total  area  of  the 
work  should  be  divided  by  the  proposed  number  of  plants  and  the  time  allowed  for 
the  entire  contract  should  be  based  only  upon  the  quantity  of  work  to  be  performed 
to  conjunction  with  one  plant,  as  each  additional  plant  will  be  assumed  to  operate 
■multaneously  and  at  the  same  rate  of  progress.  In  cases  where  street  railway  tracks 
cost,  or  it  is  required  to  maintain  the  highway  partially  open  to  traffic,  and  it  is, 
therefore,  necessary  that  the  pavement  be  constructed  in  two  or  more  separate  runH, 
extra  time  should  be  allowed  to  compensate  for  these  unusual  conditions.  In  ger""-~' 
Where  there  are  any  considerations  that  might  mitigate  against  the  performance  r 
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work  within  the  time  fixed  for  the  several  clasncfl  of  work  in  the  foregoing  adbedri 
an  arbitrary  number  of  extra  days,  baaed  on  the  judgment  of  the  engineer  ahoatii 
added  to  the  time  limit.  The  time  limit,  except  where  there  are  other  more  hnpoa 
considerations,  should  in  all  cases  be  based  largely  on  the  average  contractor's  ens* 
ical  time  limit,  and  this  will  vary  in  different  localities.  After  the  total  time  t»i 
allowed  is  finally  determined  upon,  if  the  number  of  days  allowed  is  not  a  nasi! 
divisible  by  five  it  is  desirable  as  a  matter  of  policy  to  express  this  number  ef  dsjai 
the  nearest  higher  round  number  of  days  which  is  a  multiple  of  five. 

Table  VI.— Time  Allowances  for  Initial  and  Additional  Thousands  of  Square  Ysfl) 

of  Indicated  Pavement  Constructions 


Days  Aixowbp  m 

Unit  of  a 

lOMS«n 

Classification  and  Character  of  Work 

Initial 

Ad*- 

1.  Paving  or  New  Permanent  Pavement. 

a.  Original  permanent  construction  on  unimproved  and 
newly  graded  highways: 

Sheet-asphalt    ] 
Granite  block 

[15 

t 

Base,  binder  or  cushion  and  surface 

28 

19 

Vitrified  block 

oour 

sea 

23 
117 

8 

Wood  block      j 

1 

b.  Displacing  existing  macadam  pavement: 
Sheet-asphalt    1 

f  17 

9 

Granite  block 

,  Base,  binder  or  cushion  and  surface 

130 

IS 

Vitrified  block 

cour 

see 

125 
1 19 

16 

Wood  block      j 

8 

2.  Repaving  or  Replacement  of  Permanent  Pavement. 

Displacing  existing  permanent  pavements  not  on  a  con- 

crete base  with  permanent  pavements  having  a  con- 

crete base: 

Sheet-asphalt 
Granite  block 

[16 

8 

Base,  binder  or  cushion  and  surface 

29 

11 

Vitrified  block 

cour 

I 

24 
18 

9 

Wood  block      j 

8 

3.  Surfacing  or  New  Semi-Permanent  Pavement. 

$ 

Original  semi-permanent  construction  on  unimproved 

and  newly  graded  roads: 

Water-bound  macadam  with  ] 

broken  stone  base 

11 

f 

Water-bound  macadam  with 

telford  base 

Base  and  surface 

12 

7 

Bituminous   macadam    with 

courses 

1 

11 

broken  stone  base 

6 

Bituminous   macadam    with 

cement-concrete  base           j 

13 

5 

4.  Resurfacing  or  Restoration  Work. 

a.  Replacing    existing    semi-permanent    or    macadam 

pavements: 

Water-bound   macadam    on 

existing  base 

8 

3 

BituminouB  macadam  on  ex- 

Surface course  base 

isting  base 

and  surface  course. 

8 

I 

Bituminous  macadam  includ- 

M 

ing  cement-concrete  base     ] 

U 

f 

b.  Replacing  surfaces  of  existing  permanent  pavements 

on  existing  cement-concrete  base: 
Sheet-asphalt                 ) 

[10 

5 

Granite  block 
Vitrified  block 

"ITT      _.  J     l_  1  _      1 

Binder  or  cushion  and  sur- 
face courses 

< 

28 

18 

4  A 

IS 
IS 

Wood  block 

12 

t 

Bituminous  macadam 

l» 

5 
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SanMATB  op  Work  to  bb  Performed.  All  estimate  of  quantity  items  are  expressed 
the  manner  and  in  the  terms  indicated  in  the  schedule  of  standard  proposal  item 
ma.  The  proposal  estimate  forms  each  contain  a  complete  list  of  such  items  as  are 
ely  to  be  included  in  the  character  of  work  covered  by  that  specific  proposal  estimate 
m.  All  fixed  data  is  printed  on  the  form,  while  all  variable  data  has  been  omitted 
&  blank  spaces  provided  for  the  insertion  of  the  required  standard  terms.  Preceding 
•fa  item  on  the  proposal  estimate  forms  are  index  numerals  which  indicate  where,  in 
»  schedule  of  proposal  item  terms,  the  standard  variable  terms  may  be  found.  These 
xtdard  variable  terms  are  indicated  on  the  schedule  or  proposal  item  terms  in  capital 
^e  and  are  enclosed  in  parentheses. 

Notes  and  Special  Requirements.  All  proposal  data  is  clearly  and  briefly  ex- 
assied  but  is  not  abbreviated.  When  payment  is  to  be  made  from  an  anticipated 
propriation,  the  following;  provision  is  used.  This  work  is  advertised  subject  to 
sure  appropriation  by  Councils.  When  it  is  obvious  or  probable  that  excess  grading 
ly  be  required  the  following  provision  is  used:  The  cost  of  all  grading  that  may  be 
{Hired  in  connection  with  this  work  shall  be  included  in  the  price  bid  for  paving,  or 
>er  work  as  indicated. 

Preparation  of  the  Original  Proposal  or  Bid  Forms.  AU  proposal  or  bid  forms  are 
Rewritten  in  hectograph  ink.  The  data  shown  on  the  proposal  estimate  forms  is 
inscribed  to  the  proposal  forms  exactly  as  indicated.  If  any  of  the  data  is  obviously 
apparently  incorrect,  the  matter  is  reported  to  the  person  who  originated  it.  AD 
viations  from  the  standard  specifications  and  any  special  requirements  are  noted  on 
9  proposal  estimate  forms  and  approved  by  the  division  engineer.  If  these  notes 
»  so  extensive  that  their  indication  on  the  proposal  or  bid  form  would  be  impracticable, 
d  it  is  therefore  necessary  to  adapt  or  revise  the  existing  standard  specifications  to 
set  the  requirements  of  the  prospective  work,  the  following  clause  is  entered  on 
s  proposal  or  bid  form  following  the  estimate  of  quantities:  Work  under  this  con- 
let  is  to  be  performed  in  accordance  with  the  standard  specifications,  including 
erections  as  noted,  of  the  Bureau  of  Highways  for  (year)  marked  Specifications  for  the 
ting  of  (date).  It  is  further  understood  and  agreed  that  this  proposal  becomes  a 
rt  of  said  specifications  and  further  that  if  any  conflict  exists  between  this  proposal 
rm  and  the  specifications,  the  terms  of  the  proposal  form  shall  govern. 
The  specific  kind  of  proposal  or  bid  forms  used  for  any  parcel  of  work  is  governed  by 
9  character  of  work  as  follows:  Grading  streets  or  roads,  paving  city  streets,  re- 
ving  or  resurfacing  city  streets,  surfacing  or  resurfacing  country  roads,  other  mis- 
Qaneous  work,  material  or  service.  Whenever  possible  to  do  so,  all  the  data  is  written 
,  the  first  page  of  the  proposal  or  bid  form  so  that  the  hectographed  copies  may  be 
spared  in  one  operation. 

Preparation  op  the  Hectographed  Copies  op  the  Proposal  or  Bid  Forms.  The 
tmber  of  hectographed  copies  of  the  proposal  or  bid  form  for  each  specific  parcel 
work  to  be  prepared  is  governed  by  the  probable  demands  of  prospective  bidders  and 
e  needs  of  the  contract  procedure  after  the  contract  is  awarded. 
Preparation  op  the  Cost  op  Work  Estimate.  When  the  quantity  of  work 
be  advertised  is  definitely  determined  upon,  a  report  is  prepared,  giving  sepa- 
tely  for  each  division  the  following  data:    Character  of  work,  classification  of  work 

id  character  of  materials;    location   of  street,  name,  from  to ; 

tantity,  square  yards  of  pavement  or  cubic  yards  of  grading;  estimated  cost,  lump 
m  figures  for  the  total  cost  and  the  cost  to  the  city  for  each  classification  and  char- 
ter of  work.  These  reports  are  compared  with  the  appropriation  ledger  to  insure  the 
ifatence  of  the  necessary  funds  and  are  finally  approved  by  the  Chief  Engineer  as  to 
a  quantity  and  character  of  work  to  be  advertised. 

Checking.  The  checking  is  carefully  and  thoroly  done  and  any  necessary  altera- 
ons  made  in  red  ink,  and  the  original  data  stricken  out  but  not  erased.  It  is  especially 
nportant  that  the  data  shown  on  the  proposal  estimate  form  be  absolutely  accurate 
id  expressed  according  to  the  standard  methods  and  terms  before  being  transferred  by 
rpewriting  to  the  proposal  or  bid  forms.  The  typewritten  copy  of  the  proposal  or  bid 
«rm  is  carefully  checked  with  the  original  handwritten  copy  of  the  proposal  estimate 
mn.  The  responsibility  for  the  accuracy  of  this  final  checking  should  be  centered  in  one 
erson.  Spaces  are  provided  on  the  proposal  estimate  form  for  the  dates  and  initials 
1  those  persons  preparing,  checking  and  typewriting  the  forms.  This  data  is  supplied 
» that  the  responsibility  for  errors  can  be  properly  placed. 
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Preparation  of  the  Advertisement  Schedule.  For  each  letting  there  v  ungasj 
an  advertisement  schedule  in  which  each  classification  of  work  and  character  of  paveael 
material  or  service  is  included  in  a  separate  lettered  schedule  arranged  alphabetic^ 
The  standard  arrangement  is  as  indicated  in  the  following  specimen  schedule,  bet  m 
some  of  the  enumerated  els  mire  of  work  are  missing,  only  a  sufficient  series  of  letaa 
beginning  with  A,  is  used  to  indicate  the  schedules:  Work  advertised,  date;  bidi  s 
be  received,  date;  drawing  number*  street,  and  location  for  each  of  the  fofiessf 
schedules,  A,  grading.  B,  aheet-asphalt  paving,  C,  vitrified  block  paving,  D,  gnaw 
block  paving,  E,  wooa  block  paving,  F,  sheet-asphalt  repaving,  G,  vitrified  block  > 
paving,  H,  granite  block  repaving,  I,  wood  block  repaving,  J,  sheet-asphalt : 
K,  vitrified  block  resurfacing,  L,  country  road  surfacing,  M,  country  road 
N,  etc,  other  miscellaneous  classes  of  work,  iraterials  or  service.  Of  each ; 
schedule  a  sufficient  number  of  copies  should  be  hcctcgraphed  to  satisfy  the  reojsss* 
ments  of  the  prospective   bidders  and  the  contract  procedure. 

Advertisement  of  Proposals.  Proposals  are  regularly  advertised  three  times  k  fw 
focal  daily  newspapers,  one  of  which  remains  the  fixed  advertising  median  far  i 
period  of  6  months.  It  is  usually  arranged  that  collectively  advertisements  appear  i 
a  morning  newspaper,  an  evening  newspaper  and  newspapers  printed  in 
Italian  and  Hebrew.  When  proposals  for  extensive  work  are  advertised,  and  it  hi 
sidered  advisable  to  do  so,  the  proposals  acconrpanied  by  an  estimate  of  the 
items  of  the  work  are  published  in  several  of  the  leading  engineering  journals.  Vba 
the  nature  of  the  work  or  service  included  in  any  contract  is  such  as  to  require,  bean 
bidding,  an  extern  give  study  of  the  requirements  of  the  proposed  work,  or  to  umrimig 
the  formulation  of  plans  on  the  part  of  the  bidder,  for  the  provision  or  estahbahneat 
cf  an  extensive  plant  or  organization,  a  proportionately  longer  period  of  time  haDosel 
to  elapse  between  the  initial  advertisement  and  the  submission  of  the  proposals  odsf- 
wise  the  time  allowed  varies  between  10  and  15  days.  Immediately  after  the  works* 
been  advertised  there  are  noted  on  the  contract  record  the  date  of  the  advertisenssft 
first  appearance  in  the  newspapers  and  the  date  of  the  letting. 

Distribution  of  the  Proposal  Forms.  Complete  sets  of  the  proposal  or  hid  forms  far 
each  schedule  are  enclosed  in  proposal  envelopes  which  are  stamped:  Bureau  of  BTfb- 
ways.  Schedule,  Getter);  Date  of  Letting  (date). 

A  set  of  specifications  for  the  work  covered  by  the  schedules  is  abo  enclosed.  The 
number  of  sets  of  proposal  forms  to  be  prepared  varies  with  the  demands  of  the  pro- 
spective bidders. 

A  specially  designed  filing  cabinet  has  been  provided  in  which  the  proposal  foras 
enclosed  in  a  schedule-lettered  proposal  submission  envelope  are  filed  according  to  tie 
date  of  the  letting  and  the  schedule  letter.  Copies  of  the  schedule  of  advertised  vojfc 
are  distributed  gratis  to  all  prospective  bidders.  A  complete  set  of  specifications  iss 
proposal  forms,  properly  irdexed  snd  bound  respectively  in  separate  loose-leaf  taadA 
and  a  complete  set  of  plans  of  the  proposed  «ork  are  placed  at  the  disposal  of  & 
prospective  bidders  for  their  inspection  and  information.  No  charge  is  made  for  the 
proposal  form,  but  a  charge  of  50  cents  a  copy  is  made  for  each  set  of  printed  4*°**' 
tions  necessary  to  cover  the  class  of  work  indicated  on  the  proposal  forms.  Since  w 
entire  field  of  highway  construction  is  covered  in  three  sets  of  printed  wpeaSaXMSk 
the  maximum  charge  that  will  be  made  at  any  one  time  will  likely  not  exceed  $!••*• 
irrespective  of  the  number  of  proposal  forms  issued. 

Installation  of  Sub-Surface  and  Surface  Structures.  Immediately  after  the  ad- 
vertisement of  the  work,  copies  of  the  advertisement  schedule  indicating  thfdwr- 
acters  and  locations  of  the  advertised  work  are  prepared  and  issued  to  nro^"**J 
bidders;  the  division  engineers;  the  district  assistant  engineers;  the  contract  muff* 
clerks;  the  district  surveyors;  the  cnief  clerks  of  both  the  select  snd  «on?* 
branches  of  City  Councils;  and  the  Department  of  Law.  Copies  of  these  *■ 
are  also  sent  to  the  several  municipal  bureaus  and  public  utilities,  whose  »*** 
tures  usually  occupy  highways,  accompanied  by  a  statement  that  the  indKS" 
work  is  about  to  be  performed  and  requesting  a  prompt  report  of  the  status  of  exs> 
ing  and   prospective    conditions    relating   to   surface   and    underground  itrortaf* 

'■■  procedure  insures  the  construction  and  repair,  ahead  of  the  construction  « 

-'ent,  of  all  necessary  structures,  including  sewers,  sewer  laterab,  manholes  *a€ 

T&s  and   water   mains  and  services,  electrical  and  telephone  conduits  sad 

street  lighting  and  street  railway  tracks,  and  any  other  street  structure*. 
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i  response  to  these  notifications  the  municipal  bureau  and  public  utilities  will  certify 
ther  that  all  necessary  work  has  been  finished  and  thereby  release  the  street  in  so  far 
i  their  requirements  are  concerned,  or  rubmit  a  statement  of  contemplated  work, 
igether  with  the  period  of  time  estimated  for  its  completion.  Releases  are  considered 
i  final  reports  for  the  conditions  reported  on  and  all  other  reports  are  considered  as 
terely  provisional,  but  both  classes  of  reports  are  recorded  on  the  contract  record  in 
•der  to  provide  an  up-to-date  summary  of  the  exact  status  of  the  sub-surface  and 
trface  structure  situation.  On  the  first  of  each  month,  in  cases  where  a  final  report 
:  release  has  not  been  received,  a  tickler  statement  is  sent  to  each  of  the  several 
lunicipal  bureaus  and  public  utilities  showing  the  streets  for  which  their  respective 
•leases  have  been  requested  but  not  received. 

Simultaneously  with  the  advertisement  of  all  work  except  grading,  the  district 
uristant  engineer  in  whose  district  the  proposed  work  prevails  is  also  requested  to 
sport  upon  the  condition  of  the  curbing.  Where  the  installation  or  resetting  of  curb- 
tg  is  required  the  district  assistant  engineer  serves  on  the  tenant  of  the  abutting 
roperty  a  notice  requiring  that  the  work,  such  as  is  indicated,  be  finished  within  30 
ays.  If  at  the  expiration  of  SO  days  the  necessary  work  has  not  been  done  a  further 
otice,  demanding  that  the  work  be  done  within  48  hr  is  served,  which,  if  unattended  to, 
.  followed  by  the  issuance  of  an  order  on  the  contractor,  having  the  annual  curbing 
wk  contract,  to  do  the  necessary  work  and  assess  the  cost  against  the  abutting  prop- 
rty  owner.  The  district  assistant  engineer  also  serves  on  all  tenants  of  property 
butting  on  a  street  on  which  pavement  is  to  be  laid  a  formal  notice  to  install  any 
ecessary  sewer  laterals  or  water,  gas  or  electric  services  or  other  underground  con- 
ections  within  20  days.  The  district  assistant  engineer  then  submits  to  the  main 
nice  a  report  showing  the  status  of  the  curbing  and  also  advisee  of  the  existence  of  any 
Mkditton  that  would  make  it  necessary  to  delay  the  physical  prosecution  of  the  high- 
ray  construction  work. 

Submission  of  Proposals.  A  central  locked  proposal  receptacle  has  been  provided 
nd  placed  in  a  location  where  it  is  at  all  times  in  view  of  the  bidders  and  where  the 
iepositing  of  proposals  cannot  be  observed.  After  12  o'clock  noon  of  the  day  of  the 
etting,  the  proposal  receptacle  is  publicly  opened  and  the  bids  read  aloud  and  also 
rritten  on  blackboards  which  are  exhibited  for  the  several  succeeding  days  for  the 
Dlormsjtion  of  the  public. 

Contract  Ledger.  After  bids  are  received  there  is  also  originated  a  contract  ledger 
beet.  In  addition  to  the  principal  items  of  information,  there  are  also  indicated  on 
his  form  the  dates  and  serial  numbers  of  all  estimates  of  finished  work;  the  dates, 
rarrant  serial  numbers  and  amounts  of  payments;  the  dates  and  amounts  of  any 
fas  or  minus  adjustments;  the  unexpended  balance  of  funds  allotted  to  the  contract; 
he  date,  percentage  and  amount  of  any  cash  deposit;  and  the  dates  of  the  release 
if  the  cash  deposit  and  security  bond. 

Depending  upon  the  status  of  the  contract,  the  contract  ledger  forms  are  sub-divided 
nto  four  separate  divisions  each  of  which  is  filed  in  separate  binders  as  follows:  (1) 
Mds  received  and  contracts  not  yet  awarded;  (2)  contracts  awarded;  (3)  work  finished 
lod  under  maintenance  guarantee;  (4)  work  finished  and  not  under  maintenance 
tsarantee. 

Schedule  o£  Bids.  After  the  opening  of  the  bids  and  the  extension  of  the  proposals, 
the  schedule  of  bids  form  is  prepared  in  triplicate  in  one  operation,  by  typewriting,  and 
»e  copy  filed  respectively  in  the  office  of  the  Bureau  of  Highways,  the  Director  of  the 
Department  of  Public  Works  and  the  City  Controller.  The  schedule  of  bids  form 
bontains  the  schedule  letter,  the  character  of  the  work  and  the  date  of  letting;  the  loca- 
tion, items,  estimated  quantities,  unit  and  total  bid  prices  for  each  particular  parcel  cl 
*ork;  and,  the  name  and  address  of  the  bidders.  From  the  data  shown  on  this  schedule 
kre  determined  the  successful  or  lowest  bidders. 

Statement  for  Newspapers.  Immediately  after  the  receipt  of  bids  a  statement  is 
Prepared  for  the  several  local  newspapers  indicating  names  of  the  streets  upon  which 
fc  proposed  work  will  be  done,  the  number  of  contracts  and  the  estimated  value  of 
tfcch  class  of  work  upon  which  bids  were  received.  If  it  is  possible  to  do  so,  the  names 
of  the  low  bidders  are  also  given. 

I   Report  of  Low  Bidders  and  Prices.    After  the  bids  have  been  scheduled  a  report 
<rf  the  low  bidders  and  prices  is  prepared.     From  this  report  a  statement  is  preps*1 
tad  submitted  to  the  Chief  of  the  Bureau  giving  the  total  quantities  and  unl 
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prices  for  grading  and  each  character  of  pavement  and  its  component  parts;  sail 
total  amounts  of  the  low  prices  for  the  work  included  in  each  schedule, 
statement  is  also  prepared  and  submitted  to  the  local  newspapers  and  certain 
technical  journals  indicating  similar  data  except  for  the  addition  of  the 
addresses  of  the  low  bidders  and  the  omission  of  the  prices  on  the  component  psrM 
pavements. 

Disposition  of  Certified  Checks.  A  record  of  all  the  certified  checks  •"-"■fi*, 
the  proposals  is  prepared  in  triplicate  on  certified  check  and  contract  award  seal 
forms  and  two  copies  are  forwarded,  together  with  the  certified  cheeks  to  the  cfidN 
the  Director  of  the  Department  of  Public  Works.  The  duplicate  copy  is  reedpteisl 
returned  to  the  Bureau  of  Highways  for  file,  while  the  original  copy  is  retained  ml 
Director's  office  and  receipted  by  the  bidders  to  whom  the  checks  are  returned,  H 
check  of  the  successful  bidder  is  retained,  however,  until  the  execution  of  the  eastai 

Award  of  Contract.  The  triplicate  copy  of  the  contract  award  form  is  foraarsel' 
the  Director's  office  accompanying  the  schedule  of  bids  and  constitutes,  after  be) 
signed  by  the  Chief  of  the  Bureau  of  Highways,  the  formal  recommendation  lor  i 
award  of  the  contracts  as  indicated.  If  the  recommended  awards  are  approval  f 
triplicate  copy  is  signed  by  the  Director  and  returned  to  the  Bureau  of  HiglrssfV 
the  formal  approval  of  the  award.  All  three  copies  of  this  form  indicate  the  charts' 
of  the  work  advertised;  the  schedule  letter  and  date  of  receipt  of  bids;  the  asnwt 
address  of  the  bidders;  and,  the  amount  of  their  certified  checks,  and  certain  other? 
cedure  data  which  varies  according  to  the  specific  function  of  each  of  the  three  fan 
Upon  the  receipt  of  the  approved  contract  award  recommendation  there  is  est* 
on  the  contract  record  the  following  data:  the  name  and  address  of  the  a 
tractor;  the  date  of  the  award  of  the  contract;  the  amount  of  the  cettified  check; i 
items  and  estimated  quantities  of  the  work  to  be  performed;  the  unit  and  total  pn 
bid  and  the  duration  of  the  maintenance  guarantee  period. 

Execution  of  Contract.  Unless  the  governing  conditions  are  such  that  the  p*J* 
construction  work  can  not  be  performed  within  a  reasonable  time,  the  Director  of 
Department  of  Public  Works  is  asked  to  request  the  Department  of  Law  to  pre) 
the  contract  and  have  it  executed.  This  request  Is  accompanied  by  four  copies  of 
proposal  form  and  specifications  applying  to  that  particular  parcel  of  work.  T1 
copies  of  the  contract  are  ultimately  disposed  of  as  follows;  one  copy  b  gives  to 
contractor,  and  one  filed  in  the  offices  of  the  Mayor,  the  Department  of  Law  sad 
Bureau  of  Highways  respectively.  From  the  requests  for  the  execution  of  a  coat 
is  determined  and  entered  upon  the  contract  record  the  following  data:  The  coat 
number  and  the  date  on  which  it  is  ordered  executed;  the  amount  of  the  penal  he 
the  amount  of  the  funds  allotted  to  the  contract;  the  appropriation  item  nasi 
the  amounts  of  both  assessable  and  non-assessable  liabilty  and  the  time  aUowei 
the  completion  of  the  work.  Upon  the  receipt  from  the  Department  of  Law  ei 
executed  contract,  the  date  of  execution  is  recorded  on  the  contract  record,  after  vi 
the  contract  is  signed  by  the  Chief  of  the  Bureau  of  Highways,  the  Director  of  the 
partment  of  Public  Works  and  the  Mayor.  Formal  notice  is  sent  to  the  Barm 
Highways  of  the  date  on  which  the  contract  is  approved  and  signed  by  the  Hi 
and  this  is  also  noted  on  the  contract  record.  Copies  of  the  proposal  form  i 
if  necessary,  the  specifications  are  then  forwarded  respectively  to  the  contra* 
the  district  assistant  engineer  and  the  district  surveyor. 

Rejection  of  Bid  or  Annulment  of  Contract.    When  conditions  arise  that  nee 

tate  or  make  advisable  the  rejection  of  bids  or  the  annulment  of  a  contract  there 

noted  on  the  contract  record  the  date  and  the  reason  for  the  action  that  is  recomssen 

The  matter  is  referred  by  the  Chief  of  the  Bureau  of  Highways  to  the  Directs 

the  Department  of  Public  Works  for  his  approval  and  appropriate  action.    E 

notice  of  the  Director's  approval  of  the  recommended  action,  the  date  of  the  appr 

is  entered  on  the  contract  record,  and  also  the  date  of  the  final  disposition  of  the  ms> 

When  bids  are  rejected  or  a  contract  annulled,  the  contract  record  is  noted,  bed 

see  revised  record,  and,  after  being  initialed  by  the  respective  division  engineer,  ■ ' 

in  the  inactive  file.    For  every  record  so  filed  a  new  record  is  originated  and  ■ 

Revised  record.     The  revised  record  contains  all  the  pertinent  data  shown  on  thi 

"»  record. 

-:e  to  Contractor  to  Proceed  with  Work.    When  a  contract  has  been  eigne1 

wr  and  all  the  requested  releases  for  a  specific  street  have  bean  received 
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ana  exists  no  other  reason  for  further  delaying  the  prosecution  of  the  work,  an  tin- 
ted notice  to  the  contractor  to  proceed  with  the  work  is  prepared,  and  placed  in 
i  Available  Notices  to  Proceed  file  from  which  file  the  notices  are  removed  by  the 
pective  division  engineer  as  rapidly  as  the  contractors'  working  capacity  will  permit 
i  are  issued  by  the  Chief  of  the  Bureau  to  the  contractor.  The  date  of  the  issuance 
the  notice  to  proceed  is  entered  on  the  contract  record.  Copies  of  the  notice  to  pro- 
id  are  furnished  to  the  following:  The  contractor,  accompanied  by  a  copy  of  the  draw- 
p;  the  district  assistant  engineer;  the  district  surveyor;  the  Bureau  of  Water;  the 
nnit  division  of  the  Bureau  of  Highways  and  any  municipal  bureau  or  public  utility 
ich  desires  to  do  work  that  cannot  reasonably  be  done  in  advance  of  the  highway 
attraction  work.  The  necessity  for  this  latter  notice  will  be  ascertained  by  refer- 
ae  to  the  notes  on  the  contract  record  requesting  it.  If  a  notice  to  proceed  is  recalled, 
i  above  indicated  bureaus  or  public  utilities  are  notified  of  the  met  and  the  date  of 
recall  noted  on  the  contract  record.  In  general  a  notice  to  proceed  is  never  issued 
tU  all  structural  work  is  finished.  When  there  exists  an  urgent  necessity  for1  the 
nanoe  of  a  notice  to  proceed  with  a  portion  of  the  work  prior  to  the  completion  of 
■tain  structural  work,  a  statement  of  understanding  and  agreement  accompanies  the 
ttee  to  proceed  sent  to  the  contractor  by  which  the  contractor  agrees  to  defer  the 
ring  of  pavement  at  the  locations  where  sub-surface  or  surface  structural  work  is 
progress).  Copies  of  this  letter  are  forwarded  also  to  the  municipal  bureau  or  public 
Uty  involved  and  the  district  assistant  engineer. 

Division  Engineers'  Progress  Reports.  On  each  fourth  Monday  morning,  the  divi- 
•1  engineers  submit  to  the  Chief  Engineer  a  statement  of  the  status  of  all  the  work 
der  contract  in  their  respective  divisions.  These  reports  contain  a  record  of  the 
■racier  and  limits  of  the  work;  the  name  of  the  contractor;  the  status  of  the  structural 
editions  and  of  the  contract;  and  the  dates,  if  any,  of  the  issuance  of  the  notice  to 
oceed  and  of  the  starting  of  the  work. 

Inspectors1  Daily  Progress  Report  For  each  day  that  the  physical  construction 
»rk  is  in  progress  the  inspector  supervising  the  work  transmits  to  the  main  office  a 
fly  progress  report  (see  Form  J).  This  report  indicates  the  character  and  limits 
the  work  under  contract;  the  character,  quantity  anil  location  of  the  work  performed; 
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le  name  of  the  contractor;  the  number  and  total  hours  of  time  for  each  class  of  labor 
bd  equipment;  the  total  hours  during  which  the  work  was  in  progress;  the  inspector's 
gnature  and  the  date  of  the  report.     These  reports  are  in  such  detail  that,  if  it  is  desired 
>  do  so,  they  may  be  used  to  plot  the  progress  of  the  work  on  a  progress  r-">n 
torn  the  first  report  submitted  there  is  entered  on  the  contract  record  the  date  o; 
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starting  of  the  work.  After  being  inspected  by  the  respective  diraiaa  engmetn,4 
progress  reports  for  each  parcel  of  work  are  filed  together  chronologically.  J 

Completion  of  a  Contract.  Upon  the  satisfactory  completion  of  a  eontncLI 
district  assistant  engineer  will  certify  the  fact  to  the  main  office,  and  will  also  mm 
on  a  separate  report  whether  or  not  this  work  was  finished  within  the  tin*  sibtj 
for  its  completion.  If  the  work  has  not  been  finished  within  the  allowed  time,  them] 
ber  of  days  of  delay  is  reported  and  entered  on  the  contract  record.  If  thereBBasl 
sonable  excuse  for  the  delay  the  liquidated  damages  provided  for  are  charged  itss 
the  contract,  after  being  approved  by  the  division  engineer,  the  Chief  of  the  Baa] 
of  Highways  and  the  Director  of  the  Department  of  Public  Works.  The  amstei 
days  for  which  the  damages  are  exacted  is  recorded  on  the  contract  record*  9 
inspector  or  inspectors  assigned  to  the  supervision  of  contract  work  are  ieqsaeil 
execute  for  the  period  of  their  assignment  a  certification  indicating  that  the  wots  si 
performed  in  strict  accordance  with  the  drawings  and  specifications.  Based  sjf, 
this  report  of  the  completion  of  the  work,  the  district  surveyor  is  authorised  to  pnfsi 
final  estimates  and  bills,  and  the  date  of  the  completion  of  the  work  is  recorded  ass) 
contract  record. 

Final  Estimates.  Upon  the  receipt  from  the  district  surveyor  of  the  final  «■**■*] 
and  bill  for  the  work  performed  the  following  data  is  recorded  on  the  cum  tract  nasi 

The  actual  quantities  and  cost  of  the  work  performed;  the  iihsu ulili,  noil  ■■!■■■ 

and  total  liability;  and  the  length  in  feet  of  the  highway  affected.  All  estiBosts* 
subject  to  the  joint  approval  of  the  inspector  assigned  to  supervise  the  work,  the  dsfli 
assistant  engineer,  the  division  engineer  and  the  Chief  Engineer. 

General  Operating  Instructions.  The  responsibility  for  the  operation  of  the  ea 
tract  procedure  is  centralised  and  is  under  the  supervision  of  the  principal  sbssbsj 
engineer.  The  records  are  available  for  general  use  only  on  application  to  thseil 
charge  of  the  details  and  filing  system  and  no  individual  records  may  be  itsssa* 
from  the  files.  In  general,  the  contract  records  are  filed  alphabetically,  folloveil) 
numbered  streets,  filed  numerically.  The  contract  records  are  advanced  thrt  i 
several  divisions  of  the  procedure  as  rapidly  as  conditions  will  permit,  and  s  fll 
quent  check  of  the  records  in  each  division  is  made  to  insure  that  their  progress  it  si 
unnecessarily  delayed.  All  entries  on  the  contract  records  are  made  in  Wsefc  is) 
except  data  pertaining  to  assessable  liability,  which  is  made  in  red  ink.  Rubber  stss$ 
are  used  for  entering  data  wherever  their  use  will  economize  time  or  enable  the  est 
to  be  more  rapidly  interpreted.  The  date  and  serial  registeration  filing  number  I 
all  data  recorded  is  also  noted  on  the  contract  record. 

14.    General  Clauses  in  Specifications 

The  different  activities  of  a  highway  department  require  that  maaj 
specifications  be  written.  It  is  desirable,  in  order  to  avoid  misunderstand 
ings  and  promote  uniformity  in  practice,  that  all  the  general  clauses  e 
specifications  used  in  a  given  department,  and,  if  practicable,  in  all  depart 
meats  of  a  given  state,  county,  township  or  municipality  be  identical 
These  clauses  should  also  be  in  .the  chronological  order  in  which  the  & 
ferent  matters  to  which  they  relate  will  present  themselves  to  progjeetm 
bidders,  and  all  clauses  relating,  or  interrelating,  to  a  particular  suhM 
should  be  grouped.  One  of  the  great  troubles  with  specifications  b  *■** 
the  general  clauses  are  scattered  thruout  the  specifications,  and  very  ofa* 
a  particular  clause  is  repeated  several  times.  The  following  Staadud 
General  Clauses  for  the  Specifications  for  the  Department  of  Pubhc  W«ta 
of  Philadelphia  were  compiled  in  1915  by  a  committee  composed  of  CrftfiB 
S.  Webster,  Chief  of  Bureau  of  Surveys;  Carlton  E.  Davis,  Chief  of  Bumn 
of  Water;  and  W.  H.  Connell,  Chief  of  Bureau  of  Highways  and  StfW* 
Cleaning,  Chairman. 

Standard  General  Clauses  for  Specifications  of  the  Department  of  P***6 
M  Philadelphia,  as  adopted  in  1915,  are  as  follows: 
~*rstood  and  agreed  that  everything  herein  contained,  and  also  the  propw 
reby  made  part  of  these  specifications. 
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efmition  of  Terms.  Wherever,  in  these  specifications,  the  following  words  and 
"easionsy  or  pronouns  used  in  their  stead,  occur,  they  shall  have  the  meanings 
t  given:  City  shall  mean  the  City  of  Philadelphia.  Director  shall  mean  the 
»ctor  of  the  Department  of  Public  Works.  Engineer  shall  mean  the  Chief  of  the 
eau  of.  insert  here  the  name  of  the  Bureau  issuing  the  specifications,  acting  directly 
bra  his  properly  authorized  agents,  such  agents  acting  severally  within  the  scope 
lie  particular  duties  entrusted  to  them.  Contractor  shall  mean  the  party  of  the 
od  part  to  this  agreement.  Wherever  in  these  specifications  or  upon  the  drawings 
words  directed,  required,  permitted,  ordered,  designated,  prescribed,  or  words  of 
import,  are  used,  it  shall  be  understood  that  the  direction,  requirement,  permission, 
»r,  designation,  or  prescription  of  the  Engineer  is  intended,  and  similarly,  the  words 
roved,  acceptable,  satisfactory,  or  words  of  like  import,  shall  mean  approved  by, 
acceptable  to  or  satisfactory  to  the  Engineer,  subject  in  each  case  to  the  final  de- 
mnation  of  the  Director. 

fork  to  be  Performed.  Each  Bureau  will  insert  here  a  general  description  of  the 
it  to  be  performed,  and  also  a  list  of  drawings,  if  any. 

Qualifications  of  Bidders.    Bidders  must  be  responsible  and  capable  of  performing 
work  called  for  by  the  drawings  and  specifications.    Bidders  must  carefully  ex- 
tne  the  drawings,  specifications,  exhibited  schedules,  and  proposal  and  contract 
bbs  before  submitting  their  proposals. 

Examination  of  Site.  Bidders  must  examine  the  location  of  the  proposed  work 
i  make  themselves  acquainted  with  the  conditions  on  the  ground  and  the  character 
material  to  be  encountered. 

Elme.  Bidders  will  take  notice  that  the  time  for  the  completion  of  the  work  is 
led  upon  working  days,  said  time  being  fixed  by  the  Department  of  Public  Works 
i  is  named  in  the  proposal  form. 

Proposal.  All  proposals  must  be  made  upon  the  proposal  forms,  which  are  obtained 
the  office  of  the  Engineer.  Proposals  which  contain  any  omissions,  erasures,  alter- 
ons,  additions  not  called  for,  conditional  bids  or  irregularities  of  any  kind  or  propo- 
■  otherwise  regular  which  are  not  accompanied  by  a  guaranty  bond  or  a  certified 
sck  and  a  certificate  from  the  Department  of  Law  that  a  bidding  bond  has  been 
id  or  upon  which  the  surety  is  not  named,  may  be  rejected  as  informal. 
Method  of  Expressing  Bid  Prices.  All  bids  must  be  written  with  ink  in  words  and 
nres  and  for  each  item  where  a  price  is  called  for.  In  case  of  discrepancy  the  written 
>rds  shall  be  considered  as  being  the  prices  bid. 

Proposal  Bond.  The  ordinance  approved  May  25,  1860,  requires  each  bidder  to 
e  in  the  Department  of  Law  a  bidding  bond  in  the  sum  of  $500,  and  to  enclose  with 
e  proposal  a  certificate  from  the  Department  of  Law  that  such  a  bond  has  been  filed, 
it  when  the  total  amount  of  the  bid  is  less  than  $500,  no  proposal  bond  will  be  required, 
tiie  bidder  to  whom  the  contract  shall  have  been  awarded  shall  refuse  or  neglect  to 
acute  the  contract  within  10  days  after  being  notified  so  to  do,  the  amount  of  the 
ad  shall  be  forfeited  to  and  retained  by  the  City  as  liquidated  damages  for  such 
sglect  or  refusal. 

Haming  Sureties.  Every  proposal  must  name  the  sureties  that  will  be  furnished 
l  the  required  bonds.  Contractors  will  not  be  permitted  to  change  the  sureties 
B  the  bonds  submitted  by  them,  if  they  are  from  responsible  sources. 
Guaranty  for  Execution  of  Contract.  Each  proposal  must  be  accompanied  by  a 
■aranty  bond  that  the  bidder  to  whom  the  contract  is  awarded  will  enter  into  the 
mtract.  Such  guaranty  shall  be  either  a  bond  or  a  certified  check  as  stipulated  in 
be  proposal.  In  case  a  bond  is  called  for,  such  bond  shall  be  executed  by  a  responsible 
jvety  company  upon  the  blank  form  furnished  for  that  purpose,  that  the  bidder  will, 

•  awarded  the  contract,  execute  such  contract  within  10  days.  In  case  a  certified 
beck  is  stipulated,  such  check  shall  be  in  the  amount  indicated  in  the  proposal.  All 
erttned  checks,  except  that  of  the  successful  bidder,  will  be  returned  within  3  days 
Iter  the  contract  is  awarded.  When  the  award  of  the  contract  is  deferred  for  a  period 
i  time  longer  than  10  days  after  the  receipt  of  bids  the  certified  checks  will  be  returned, 
*ovided  there  is  substituted  a  bond  for  an  equal  amount  prepared  in  form  suitable 

•  the  dty  solicitor.  Checks  of  successful  bidders  will  be  returned  when  the  contract 
•executed  and  the  surety  bond  is  filed. 

Method  of  Submittiftg  Proposals.    Proposals  should  be  submitted  in  sealed  en* 
tarnished  with  the  several  blank  proposal  forms  by  the  Engineer.     Proposals  i 
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deposited  in  the  proposal  box  at  Room  216,  City  Hall.  Philadelpfaia,  INai— jhai 
until  12  o'clock  noon  on  the  date  indicated  in  the  proposal  form,  at  which  tine  a5l 
will  be  pttblically  opened  and  read  in  Room  225. 

Estimate  of  Quantities.  The  estimate  of  quantities  is  approximate  and  a  tin 
only  for  the  purpose  of  comparing  bids  and  determining  the  low  bidder. 

Presence  of  Bidders.    Bidders  are  invited  to  be  present  at  the  opening  of  lam. 

Unbalanced  Bids.    Bids  in  which  the  prices  are  obviously  unbalanced  may  he  lejsfl 

Right  to  Reject  Bids.  The  Director  reserves  to  himself  the  right  to  reject  avi 
all  bids,  as  he  may  deem  best  for  the  interests  of  the  City. 

Thne  m  Which  to  Execute  Contract.  The  bidder  to  whom  the  award  shaH  haw  Is 
made  must  execute  the  contract  within  10  days  after  being  notified  so  to  do  by  the  01 
Solicitor. 

Surety  Bond.  The  bidder  to  whom  the  contract  is  awarded  wfll  be  reouMtoe 
ecute  a  bond  for  the  faithful  execution  of  the  work  in  the  sum  of  one-half  the  sassl 
of  the  contract,  in  accordance  with  ordinance  approved  July  5,  1870. 

Cancellation  of  Award.  The  Director  reserves  the  right  to  cancel  the  awardof  at 
contract  at  any  time  before  the  execution  of  the  same. 

Penal  Bond.  In  addition  to  the  surety  bond,  and  in  accordance 
approved  March  80, 1896,  entitled  "An  Ordinance  for  the  protection  of 
as  well  as  persons  furnishing  materials  and  labor  for  the  construction  of  baftS* 
for  the  City  of  Philadelphia  or  for  any  other  City  work,*'  also  a  supplement  to  tat  am 
approved  April  8, 1909,  the  Contractor  will  be  required  before  commencing  sock  sal 
to  execute  penal  bonds  in  sums  aa  foDows: 

Amount  of  Contract  Percent  of  Aawai 

of  Contract 

For  $6  000  and  leas. 60 

Over    $5  000  and  less  than    $10  000 40 

For    $10  000  and  less  than    $20  000 85 

For    $20  000  and  less  than    $60  000 80 

For    $50  000  and  less  than  $100^00 20 

For  $1 00  000  and.  less  than  $250  000 15 

For  $250  000  and  upwards. 10 

Charges  of  Department  of  Law.  The  charges  made  by  the  Department  of  Levi 
connection  with  the  preparation  of  bonds  and  contracts  are  fixed  by  OiitiusaaM 
Councils  approved  March  28, 1881,  and  are  as  follows: 

Proposal  bonds $2 

Other  bonds,  contract,  penal,  etc $5 

Contracts  involving: 

$1000  or  less. $8 

Over    $1  000  and  not  exceeding   $6  000. $5 

Over    $6  000  and  not  exceeding  $10  000 $10 

Over  $10  000 $20  each 

Laws  and  Ordinances.  All  Ordinances  of  the  City  of  Philadelphia,  lass  of  * 
State  of  Pennsylvania  and  of  the  United  States  shall  be  observed  by  the  CaaUwM' 
Any  contract  awarded  under  these  specifications  will  be  subject  also  to  the |uu'siwj 
of  the  following  Acts  of  Assembly  and  Ordinances  of  Councils:  (1)  Act  W*J 
June  25,  1895,  and  Ordinance  approved  Dec  16,  1896,  providing  that  none  bet* 
pen*  of  the  United  States  shall  be  employed  in  any  capacity  on  municipal  wctfc  # 
Ordinance  approved  Nov.  26,  1894,  and  the  Amendment  thereto  approved  Dee.  A 
1895,  relating  to  the  preparation  and  use  of  stone  that  may  enter  into  work  door  in" 
contract  with  the  City;  (8)  Ordinance  approved  Dec  10,  1901,  providing  that  i 
tent  workmen  shall  be  employed. 

Time  of  Commencement  and  Completion.    The  Contractor  shall  begin  work 

.  .  .  days  from  the  date  of  the  notice  given  to  that  effect  by  the  Enginttf.  ■* 

shall  complete  all  work  under  this  contract  within  the  time  specified  which  will  he  «** 

oned  from  the  date  of  the  expiration  of  said  notice.  .J 

Patented  Appliances,  Products  or  Processes.    The  Contractor  agrees  to  iadfssw 

->  harmless  the  City,  the  Director  and  his  assistants  from  all  suits  or  sedaft 

*ure  and  description  brought  against  them,  or  either  of  tham,  f<*  •?•' 

-  use  of  patented  appliances,  products  or ; 
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Uterial  Samples.  No  materials  shall  be  used  in  the  work  unless  conforming  to  the 
drements  of  these  specifications,  and  before  any  contract  is  awarded  bidders  will  be 
Bred  upon  request  of  the  Engineer  to  furnish  a  complete  statement  of  the  origin,  cona- 
tion and  manufacture  of  all  materials  to  be  used  on  the  work,  together  with  samples 
lie  same,  which  samples  may  be  subjected  to  the  tests  herein  provided  to  determine 
r  quality  and  fitness  for  the  work  and  must  all  meet  such  tests  to  the  satisfaction 
he  Engineer.  The  Contractor  shall  furnish  any  additional  samples  when  required 
permit  any  designated  representative  of  the  Engineer  to  inspect  any  and  all  ma- 
lb  being  used  or  desired  to  be  used  at  any  time  before,  during,  or  after  its  prepara- 
,  or  while  being  used  during  the  progress  of  the  work,  or  after  the  work  is  completed 
all  such  material  not  conforming  to  the  requirements  of  the  specifications,  whether 
lace  or  not,  shall  be  rejected  and  shall  be  immediately  removed  from  the  work. 
bnd  Prices  for  Contingent  Work.  The  attention  of  bidders  is  called  to  the  fixed 
ea  for  contingent  work  given  in  the  proposal.  It  is  understood  that  all  definitely 
dpated  incidental  work  will  be  included  in  the  estimate  of  quantities,  and  that 
prices  for  such  incidental  work  will  be  asked  for.  The  Contractor  will,  however, 
equired  to  do  at  the  specified  fixed  prices  any  other  incidental  work  not  included  in 
estimate  of  quantities,  which  may  become  necessary  to  the  proper  execution  of 
contract.  Where  a  price  is  asked  for  on  the  proposal  form  for  any  such  incidental 
k,  it  is  also  understood  that  the  unit  price  bid  will  govern  for  all  work  of  this  class, 
a  altho  a  fixed  unit  price  for  such  work  be  specified,  and  even  if  the  estimate  of 
ntities  be  exceeded  in  the  performance  of  any  contract. 

dditional  and  Contingent  Work.  The  Contractor  shall  do  such  additional  work, 
tr  than  that  designated  in  the  estimate  of  quantities,  as  may  be  necessary  in  the 
uon  of  the  Engineer,  to  fully  complete  the  work  as  planned  and  contemplated, 
will  receive  in  full  payment  for  such  additional  work  the  prices  shown  in  the  pro- 
U  or  in  the  schedule  of  fixed  prices  for  contingent  work,  and  in  the  same  manner  as 
uch  work  had  been  included  in  the  original  estimate  of  quantities.  Whenever 
It  additional  work  comprises  or  consists  of  work  coming  under  the  several  classi- 
tions  for  which  fixed  prices  are  named  in  the  schedule  of  fixed  prices  for  contingent 
k  and  for  which  no  price  is  included  in  the  proposal,  the  work  shall  be  done  for  the 
t  prices  named  therein,  and  it  shall  be  agreed  by  any  Contractor  executing  any 
tract  based  upon  these  specifications,  that  the  unit  prices  named  therein  will  be 
Bpted  as  full  payment  for  any  such  contingent  work,  and  such  contingent  work 
II  be  done  in  accordance  with  the  latest  standard  specifications  of  the  Department 
*ubllc  Works.  Any  additional  work  not  included  in  the  proposal  or  in  the  schedule 
txed  prices  for  contingent  work  will  be  done  at  a  price  to  be  agreed  upon  in  writing 
the  Contractor  and  the  Engineer  and  approved  by  the  Director. 
Ipedal  Requirements.  Should  any  construction  or  condition  be  anticipated  on  any 
posed  work,  which  is  not  covered  by  these  specifications,  the  requirements  thereof 
be  stated  on  the  proposal  form  and  any  such  special  requirements  shall  be  considered 
irt  of  these  specifications,  as  tho  they  were  fully  contained  herein.  Should  any  such 
dal  requirement  conflict  with  any  of  the  provisions  of  these  specifications,  the  special 
nirement  stated  on  the  proposal  form  shall  govern. 

(pacifications  and  Drawings  Modified  by  Written  Agreement  The  specifications 
t  the  drawings  herein  referred  to  may  be  modified  and  changed  from  time  to  time 
nay  be  agreed  in  writing  between  the  Director  and  the  Contractor  in  a  manner  not 
berially  affecting  the  substance  thereof,  if  such  changes  are  necessary  to  carry  out 
I  complete  more  fully  and  perfectly  the  work  agreed  to  be  done  and  performed. 
Rich  changes  and  modifications  increase  the  expense  of  the  work,  the  increased 
ense  will  be  paid  by  the  City.  If  such  modifications  and  changes  diminish  the 
ease  of  the  work,  the  amount  of  said  diminution  may  be  retained  or  withheld  by 
City.  No  consequential  loss  or  profit  on  work  not  executed  shall  be  paid  to  the 
itractor.  Should  the  Director  and  the  Contractor  not  be  able  to  agree  upon  modi- 
tions  and  changes  deemed  essential  by  the  Director,  the  Director  may  at  his  option 
se  work  involved  therein  to  be  executed  under  a  separate  contract.  In  such  a  case, 
work  under  the  original  contract  shall  be  suspended,  if  necessary,  until  the 
ages  are  completed.  The  Contractor  shall  give  every  facility  for  making  these 
nges  and  will  not  be  allowed  compensation  for  the  delay  except  by  an  extension 
time  for  the  completion  of  the  contract. 
Iqaipment  and  Material.    The  character,  quality  and  quantity  of  equipment 
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be  such  as  is  miainiy  for  the  proper  execution  of  the  work  within  the  spettard 
limit.    The  Contractor  shall  furnish  all  material  required,  which  shall  be  ia  fnfll 
eordanee  with  the  specifications  and  the  general  and  detailed  drawings- 
Competent  Workmen.     The  Contractor  shall  employ  only  competent  and 
laborers  and  first-class  mechanics  or  artisans  for  every  kind  of  work,  and 
in  the  opinion  of  the  Engineer,  any  man  is  unfit  to  perform  his  task,  or  does  ha ' 
contrary  to  directions,  or  conducts  himself  improperly,  the  Contractor  mi 
him  immediately  and  not  employ  him  again  on  the  work. 

Prosecution  of  Work.    The  work  under  this  contract  shall  be  prosecuted  u 
from  as  many  different  points,  at  such  tunes,  and  in  such  part  or  parts  of  the 
and  with  such  force  of  workmen  and  equipment  as  may  be  ordered  by  the 

Drawings  and  Specifications  to  be  Kept  on  Work.    The  approved  drawing* 
copy  of  the  specifications  shall  be  left  constantly  on  the  work  by  the  Contract**. 

Supervision.     The  work  shall  be  at  all  times  subject  to  the  supervision  of  the '. 
and  of  his  authorized  assistants,  who  shall  have  free  access  and  every  facility  si  i 
times  afforded  them  for  inspection. 

Engineer  to  Give  Orders,  Explain  and  Decide.    To  prevent  all  dispates 
gstion,  the  Engineer  shall  in  all  cases  determine  the  amount  or  quantity  of  the  i 
kinds  of  the  work  which  are  to  be  paid  for  under  this  contract,  and  he  shall 
all  questions  in  relation  to  the  work  and  the  construction  thereof,  and  he  shall 
cases  decide  every  question  which  may  arise  relative  to  the  performance  of  the 
covered  by  this  contract  on  the  part  of  the  Contractor.     Any  doubt  as  to  the 
ing  of  these  specifications  or  any  obscurity  as  to  the  wording  of  them  win  be 
by  the  Engineer,  and  all  directions  and  explanations  requisite  or  necessary  to 
explain  or  make  definite  any  of  the  provisions  of  these  specifications  and  give 
effect,  will  be  given  by  the  Engineer. 

Inspection.    Duly  authorized  inspectors  will  be  assigned  to  the  work  or  eacs 
thereof  who  shall  perform  their  duties  under  the  direction  of  the  Engineer.    The ' 
tractor  shall  execute  his  work  in  the  presence  of  the  Inspector  and  during  the 
hours  of  the  day.  unless  specially  directed  otherwise,  and  shall  afford  every 
for  inspecting  the  materials  and  work  at  all  times.     The  presence  of  the 
shall  in  nowise  lessen  the  responsibility  of  the  Contractor. 

Examination  of  Work.  The  Engineer  shall  be  furnished  with  every  ism  mm 
facility  for  ascertaining  whether  the  work  b  in  accordance  with  the  requirements  ssj 
intention  of  this  contract,  even  to  the  extent  of  uncovering  or  taking  down  porusi 
of  finished  work.  Should  the  work  thus  exposed  or  examined  prove  setisfsetsd 
the  uncovering  or  taking  down  and  the  replacing  of  the  covering,  or  the  making  fss 
of  the  parts  removed,  shall  be  paid  for  at  the  contract  prices  for  the  class  of  work  dial 
but  should  the  work  exposed  or  examined  prove  unsatisfactory,  the  uncovering,  takil 
down, .  replacing  and  making  good  shall  be  at  the  expense  of  the  Contractor,  m 
defective  work  which  has  been  condemned  shall  be  immediately  removed  by  the  Osl 
tractor  and  at  his  expense. 

Defective  Work.  Any  materials  or  workmanship  of  inferior  quality,  or  sot  ia  aj 
eordanee  with  the  approved  plans  and  these  specifications,  brought  to  or  incorporsM 
in  the  work,  shall  be  immediately  removed  by  the  Contractor  from  the  vicinity  <*  »■) 
anew;  and  if  the  directions  of  the  Director  are  not  complied  with  after  written 
the  said  Director  shall  be  at  liberty  to  remove  the  same  at  the  expense  of  the  Coal 
and  deduct  the  cost  thereof  from  any  money  which  may  be  due.  Materials  and 
manship  may  be  reinspected  at  any  time.  The  Contractor  shall  furnish  all 
facilities,  should  it  be  deemed  advisable  by  the  Director  to  make  an  exammsoos 
any  work  already  completed.  If  the  work  be  found  defective  in  any  respect,  the  Cos. 
tractor  shall  defray  all  expenses  of  such  examinations  and  cf  proper  reconstrucnsJ 
If  the  work  be  found  satisfactory,  the  expenses  will  be  allowed  for. 

Suspension  of  Work  in  Freezing  Weather.  Work  liable  to  be  affected  by  fat) 
shall  be  suspended  during  freezing  weather,  unless  permission  for  continuance  be  fiwi 
in  writing,  and  then  enly  for  such  times  and  under  such  conditions  as  may  be  specs**; 
Upon  suspension,  the  work  shall  be  covered  and  protected  as  directed. 

Personal  Attention  of  Contractor.     The  Contractor  shall  be  responsible  for  the  mtia 

•'jitil  it  is  completed  and  accepted  by  final  payment.     He  shall  give  his  P**"*) 

don  to  the  faithful  prosecution  of  the  work;  he  shall  not  sub-let  or  assign  q 

but  shall  keep  it  under  his  own  control.    In  case  of  his  shsence,  the  Contract 
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!  fcave  a  competent  representative  or  foreman  on  the  work,  who  shall  receive  orders 
directions  from  the  Engineer,  or  the  Engineer's  representative,  and  who  shall  have 
authority  from  the  Contractor  to  execute  these  orders  without  delay  and  to  supply 
trials,  tools  and  labor. 

ito-Contractors.  No  portion  of  the  work  shall  be  sub-let  to  any  sub-contractor 
out  first  giving  the  Engineer  due  notice  in  writing  of  such  intention.  No  Sub- 
ractor  shall  be  employed  who  is  unsatsfactory  to  the  Engineer, 
isputes  Between  Contractors.  In  case  of  disputes  arising  between  Contractors 
id jacent  work,  the  decision  of  the  Engineer  shall  be  final  and  binding  upon  the 
tes  affected. 

annits  and  Licenses.  The  Contractor  must  pay  for  all  permits  and  licenses;  all 
and  other  charges  from  City,  County  or  State  officers,  except  where  otherwise 
icularly  noted  in  these  specifications.  The  Contractor  will  be  required  to  take 
s&  permit  for  the  removal  and  underpinning  of  buildings  that  are  to  be  removed 
nderpinned  under  this  contract,  from  the  Bureau  of  Building  Inspection,  and  to 
•rve  all  the  rules  and  regulations  of  the  Department  of  Health. 
Be  of  Water.  Permits  for  the  use  of  water  upon  construction  work  may  be  ob- 
ed  from  the  Chief  of  the  Bureau  of  Water  upon  application  to  the  Engineer  and 
jeet  to  the  following  requirements  of  the  Bureau  of  Water:  The  Contractor  shall 
eeponaible  for  leaving  the  hydrants  in  perfect  condition;  for  all  damage  caused  in 
vicinity  by  water  leaking  from  hydrants,  and  for  any  damage  to  the  water  mains 
tin  a  reasonable  distance  of  the  hydrants  used,  which  may  be  caused  by  improper 
Election  of  the  hydrants.  He  shall  report  to  the  Bureau  of  Water  all  hydrants 
a  which  water  is  to  be  taken  by  authority  of  the  permit,  together  with  the  condition 
he  hydrant  before  using,  and  shall  be  responsible  for  leaving  the  hydrant  in  a  sat- 
etory  condition.  The  permit  will  not  be  effective  until  it  is  approved  by  the  Engi- 
r.  Upon  the  completion  of  the  work  the  Contractor  will  be  required  to  obtain 
grtincate  from  the  Bureau  of  Water  that  the  terms  of  this  agreement  have  been 
iplied  with.  Should  the  Contractor  at  any  time  waste  the  water,  the  permit  will 
revoked  by  the  Chief  of  the  Bureau  of  Water.  On  the  completion  of  the  work  for 
eh  the  permit  is  issued,  the  Contractor  must  return  to  the  Bureau  of  Water  all 
arit  cards  issued  for  the  use  of  fire  hydrants,  under  a  penalty  of  $16  for  each  permit. 

0  mm  to  be  deducted  from  any  money  due  to  Contractor.  No  charge  will  be  made 
the  use  of  water. 

icceesibflity  of  Fire  Hydrants.  The  fire  hydrants  adjacent  to  the  work  shall  be 
ft  at  all  times  readily  accessible  to  fire  apparatus  and  no  material  or  other  obstruc- 

1  shall  be  placed  within  6  ft  of  any  such  hydrant. 

Hasting.  Blasting  will  not  be  allowed  unless  the  Contractor  first  obtains  a  permit 
a  the  Department  of  Public  Safety,  thru  the  Department  of  Public  Works,  and  then 
y  on  condition  that  all  blasting  powder,  dynamite,  etc,  shall  be  kept  in  a  secure 
1  approved  manner,  shall  be  at  all  times  under  the  especial  care  of  a  watchman, 
I  that  each  blast  shall  be  covered  with  heavy  timber  or  mats  before  firing,  when 
directed.  The  City  reserves  the  right  to  revoke  such  permit  at  any  time.  All 
sting  shall  be  done  in  the  most  careful  manner,  so  as  not  to  endanger  life  or  property; 
i  blasts  shall  be  fired  only  at  such  times  as  may  be  permitted,  and  whenever  directed 
t  number  and  size  of  charges  shall  be  reduced;  no  claim  for  loss  or  delay  will  be  allowed 
this  account.  The  explosive  to  be  used  shall  be  subject  to  the  approval  of  the 
gmeer.  All  laws  and  ordinances  relative  to  the  storage  and  use  of  explosives  must 
observed. 

Use  of  Coal  Under  Boilers.  The  Contractor  shall  in  all  cases  where  steam  power 
employed  use  anthracite  coal  under  the  boilers  for  generating  steam,  and  in  the  built 
sections  of  the  City,  when  required  by  the  Engineer,  shall  provide  electric  power 
•  operating  all  power-driven  machinery. 

Sanitary  Conveniences.    Necessary  sanitary  conveniences  for  the  use  of  laborers 
the  work,  properly  secluded,  shall  be  constructed,  if  required,  and  maintained  by 
9  Contractor,  and  their  exclusive  use  strictly  enforced. 

Danger  Signals.    The  Contractor  shall  erect  and  maintain  all  necessary  barricades, 
i  lanterns  and  danger  signals.    The  lights  shall  be  kept  burning  from  twilight  until 
tatee,  and  a  watchman  shall  be  provided  for  the  safety  of  the  public.     The  Contractor 
ftD  observe  such  rules  relative  to  signals  and  safeguards  as  the  police  regulatior- 
m  and  ordinances  require. 
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Responsibility  for  Damages.    The  Contractor  shall  assume  all  reapoaribtioj 
risks  and  casualties  of  every  description  arising  out  of  the  nature  of  the  work,  ta*j 
of  the  elements  or  unforeseen  or  unusual  difficulties.    The  Contractor  shaO 
all  blame  for  loss  by  reason  of  neglect  or  violation  of  state,  or  City  ordinances  or  I 
or  regulations,  loss  by  fire  due  to  the  work  on  this  contract,  or  from  any  other 
and  all  work  necessary  to  conform  to  the  laws  and  ordinances  referred  to  as 
in  these  specifications- 
Suits  and  Claims.    The  Contractor  agrees  to  indemnify,  defend  and  save 
the  City,  the  Director  and  his  assistants  from  all  suits  and  claims  for  damage 
injury  to  persons  or  property  received  or  sustained,  from  the  Contractors,  as 
or  servants,  in  the  performance  of  the  work  under  this  agreement.    The  C< 
further  agrees  that  all  or  so  much  of  the  moneys  due  him  under  this  agreement  i 
be  considered  necessary  by  the  Director  may  be  retained  until  all  such  suits  or  • 
have  been  settled  and  satisfactory  evidence  to  that  effect  furnished. 

Cleaning  up  Site  of  Work.    Before  the  work  will  be  considered  as  have* 
completed,  the  site  of  work,  streets,  roads,  sidewalks,  buildings,  and  all  placet  af« 
by  the  work,  are  to  be  thoroly  cleared  and  left  clean,  free  and  in  good  order 
for  travel  and  other  proper  use. 

Damages  for  not  Completing  Within  Time  Limit.    For  each  working  day  that 
work  shall  remain  uncompleted  after  the  time  specified  for  the  completion  of  the 
provided  for  in  these  specifications,  and  the  accompanying  contract,  the  sum  par 
given  in  the  following  schedule,  unless  otherwise  specified  in  the  proposal  form, 
at  the  option  of  the  Director,  be  deducted  from  moneys  due  the  Contractor,  net  Mi 
penalty,  but  as  liquidated  damages.     If,  however,  the  Contractor  gives  the 
a  satisfactory  reason  accounting  for  the  delay,  the  Director  may,  in  his 
extend  the  time  for  the  completion  of  the  work.  J 

Amount  of  Iiqeidsld| 
Amount  of  Contract  Damages  per  Da?  ; 

$5  000  and  less $5 

Over  $5  000  and  less  than  $10  000 $10 

$10  000  and  less  than  $20  000 ^ $15 

$20  000  and  less  than  $50  000 $90 

$50  000  and  less  than  $100  000 $25 

$100  000  and  over Special  Damages 

Cancellation  of  Contract.  The  Contractor  shall  not  be  required  to  proceed  wl 
the  work  of  any  contract,  if  for  any  reason,  for  which  he  is  not  responsible,  the  vsl 
cannot  be  commenced  within  6  months  from  the  date  of  execution  of  the  eoatnl 
and  in  such  case,  at  the  request  of  the  Contractor,  the  contract  may  be  declared  ssj 
and  void. 

Violation  of  Contract    Should  the  work  not  be  completed  at  the  specified  tint,  a 

should  the  Contractor  neglect  or  abandon  the  work,  or  should  the  Director  be  cuawiasa 

that  the  work  is  unreasonably  delayed,  or  that  the  conditions  of  the  contract  si 

being  wilfully  violated  or  executed  carelessly  or  in  bad  faith,  the  said  Director  ssj 

notify  the  Contractor,  in  writing,  and  if  his  notification  be  without  effect  within  Stel 

after  the  delivery  thereof,  then,  and  in  that  case,  the  Contractor  shall  dfeewtaaa 

all  work  under  the  contract,  and  the  Director  shall  have  full  authority  and  power  | 

immediately  purchase  and  hire  materials,  tools,  labor  and  machinery  for  the  cosapfetiol 

of  the  contract  at  the  expense  of  the  Contractor,  or  his  sureties,  or  both,  aad  sq| 

moneys  due  the  Contractor  may  be  used  for  this  purpose;  or  the  said  Director  sag 

declare  the  contract  null  and  void,  and  the  security,  bond  and  retained  perceatsg4 

and  the  materials  built  into  the  work,  and  the  materials  delivered,  and  the  Contractor1 

plant,  shall  then  become  the  property  of  the  City  of  Philadelphia.  j 

Scope  of  Payments.    The  Contractor  shall  receive  and  accept  the  assessment  m 

and  warrants  at  the  prices  and  rates  respectively  named  therefor  in  the  contract  4 

full  compensation  for  furnishing  all  materials,  labor,  tools  and  equipment  and  for  dagj 

all  the  work  contemplated  and  embraced  in  these  specifications.    Note:  Here  sbsss 

be  added  such  detailed  information  as  may  be  necessary  to  specifically  provide  far  4 

'omenta  of  each  of  the  several  bureaus.  , 

ent  Estimates.    At  intervals  of  about  4  weeks  during  the  progress  of  the  waq 

rineer  will  make  an  estimate  of  the  value  of  the  work  done  and  materials  I 

ed  in  the  work,  and  90%  of  such  estimated  value,  when  approved  by  tl 
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eetor,  will  be  paid  to  the  Contractor  in  warrants  drawn  on  the  City  Treasurer,  which 
Contractor  agrees  to  acceptas  cash.    The  current  monthly  estimates  and  payments 

0  not  bind  the  City  to  the  acceptance  of  any  materials  furnished  or  work  done. 
s  Contractor  shall  not  be  .entitled  to  demand  or  receive  payment  for  any  work  as 
ra  work  unless  ordered*  in  writing,  by  the  Engineer  to  do  the  same  as  such,  and  at 
rice  approved  by  the  Director  previous  to  its  commencement. 

total  Payment.  After  the  work  embraced  within  the  contract  has  been  completed 
iccordance  with  these  specifications,  the  balance  due  the  Contractor,  after  all  legal 

1  equitable  deductions,  shall  be  paid  him,  upon  the  acceptance  and  approval  of 
Director. 
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kbrmsion,  definition,  2 
Lbrasion  tests 
Asphalt  blocks,  911,  912 
Brick*  Am.  Soc  Test.  Mat.  method, 

1116-1121 
Cement-concrete,  1172,  1173 
Gravel 

Am.  Soc  C.  E.  method,  526 
State  Highway  Testing:  Engre.  Conf . 
method,  526,  627 
Limiting  test  values,  566 
Pavements,  1823,  1324 
Rock 

Am.  Soc  Test.  Mat  method,  559 
Teat  results,  564,  565 
Slag,  559 
Abutment,  definition,  2 
Absorption  tests 
Brick,  1115 
Rock 
Am.  Soc  Test.  Mat.  method,  559 
Test  results,  550 
Wood  block,  1041,  1042 
Accidents  in  streets,  398 
Administration  of  highway  depart- 
ments 
Bibliography,  1577-1579 
Commissions,  disadvantages,  1525 
Contract  procedure,  1557-1570 
Advertisements,  1558,  1560,  1566 
Awards,  1568 
Bids,  1565,  1567,  1568 
Certified  checks,  1561,  1568 
Completion  of  contract,  1570 
Contractor,  notice  to,  1568,  1569 
Contracts,  classification,  1557 
Execution  of  contract,  1568 
Files,  1558 

Final  estimates,  1570 
Grading,  yardage  per  day,  1562 
Ledger,  1567 

Operating  equipment,  1557,  1558- 
Operating  instructions,  1570 
Philadelphia  system,  1557-1570 
Proposals,  1560-1567 
Purposes,  1567 
Records,  1558,  1559 
Reports,  1569,  1570 
Subsurface  work,  1566, 1567 

1581 


Administration  of  highway  depts.,  ConL 


Contract  procedure,  Cont. 

Time  allowances,  1563-1565 
Control  of  highway  work,  1524,  1525 
Correspondence  procedure,  1547-1558 

Answering,  1550, 1551 

Filing,  1551,  1552 

Operation,  1548-1558 

Organization,  1548 

Philadelphia  practice,  1548-1553 

Purposes,  1547, 1548 

Receiving  and  routing,  1549, 1550 

Routing  chart,  1549 

Service  complaints,  1552 

Tickler  file,  1552,  1563 
Division  of  responsibility,  1625 
Expenditures,  distribution,  1548-1547 

Administration  and  legal,  1544 

Charts,  1543,  1545 

Construction,  1544, 1546 

Engineering,  1544 

Equipment,  1546 

Maintenance,  1544, 1546 

Md.  State  Roads  Comm.  system, 
1543-1547 

Preliminary,  1544,  1546 

Reconstruction,  1544,  1546 

Segregation  of  items,  1547 
Maintenance  work,  1525-1529 

Emergency,  1529 

General,  1528,  1529 

Routine,  1627,  1528 

Separate  organisation,  1526,  1527 
Methods  of  systematizing  work,  1529 
Permits,  1553-1557 

Classification,  1553 

Division  organization,  1558,  1554 

Erection,  1655 

Filing,  1554 

Forms,  1554 

Occupancy  of  highways,  1555 

Openings,  1554,  1555 

Operations  during  life,  1555-1557 

Philadelphia  practice,  1554-1557 
Planning  boards,  1530-1535 

Construction,  1532 

Current  status  records,  1584,  1585 

Equipment,  1581,  1532 

Legends,  1532,  1538 

Operation,  1534 

Philadelphia  practice,  IK 
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Administration  of  highway  depts.,  ConL 
Planning  boards,  Cont. 

Routing  repair  work,  1634 
Snow  removal,  1269-1275 
Specification*,  general,  1570-1577 
Street  cleaning,  1235-1240 
Unit  coat  records,  1535-1547 
Forms,  1537-1542 
Information  given  by,  1536,  1537 
Maintenance  work,  1537-1543 
Philadelphia  system,  1540-1543 
Symbols,  1539, 1540 
Value,  1535,  1536 
Visible  records,  1530-1535 
Waste  disposal,  1252-1255 
Advertisements 

Information  included,  1558,  1560 
Preparation  of  schedule,  1566 
Publications  used,  1566 
Esthetics,  highways 
Park  highways,  158 
Preliminary  investigations,  150, 151 
Selection  of  surfacings,  182 
Widths  of  roadways,  158 
Aggregates 
Bituminous  concrete  pavements,  858- 

871 
Cement-concrete,  68,  72 
Cement-concrete  pavements,  1163, 

1164,  1175-1177 
Definition,  2 

Mechanical  analyses,  524,  525 
Sheet-asphalt  pavements,  956-962 
Voids,  525,  526 
Alabama  State  Highway  Commission 

Gravel  road  specifications,  540 
Algebra,  25-27 

Linear  equations,  25 
Logarithms,  26,  27 
Quadratic  equations,  26 
Alignment 
See  Road 
See  Street 
Alleys 

Cleaning,  1227 
Gang,  1227 
Hose  flushing,  1227 
American  Bridge  Company 

Bridge  spans,  standards,  1399 
American  Chemical  Society 

Fixed  carbon  determination,  729,  780 
American  Concrete  Institute 

Cement-concrete  pavement  specifica- 
tions, 1190-1196 
American  Electric  Railway  Engineer- 
ing Association 
Car  track  construction,  1297-1301 
*  "lerican  Railway  Engineering  Asso- 
ciation 

ring  specifications,  420 
tote  oil  specifications,  1086,  1037 


American  Railway  Engineering 
ation,  ConL 

Distillation  test,  719,  720 

Slides,  prevention,  429 

Slope  specifications,  428,  429 

Timber  unit  stresses,  81 
American  Road  Builders* 

Classification  of  traffic,  1356 

Maximum  traffic  for  roads  and  pay- 
ments, 1355 
American  Society  of  Civil  Engineer! 

Abrasion  test  for  gravel,  526 

Asphalt  block  aggregates,  911 

Bituminous  concrete  pavements 
Aggregates,  860-862 
Classification,  848 
Construction  details,  857,  871,  890 
Patented,  866,  866 

Bituminous  macadam  pavement  con- 
struction, 821 

Bituminous  materials 
Bitumen  determination,  721,  722 
Distillation  test.  717-719 
Ductility  test,  708,  709 
Fixed  carbon  determination,  730 
Flash  point  determination,  712,  713 
Float  test,  702,  703 
Melting  point  tests,  710-712 
Penetration  test,  706 
Specific  gravity  teat,  698 
Viscosity  determination,  701 
Volatilization  test,  714,  715 

Brick  pavement  construction,  1131 

Broken  stone  specifications,  569 

Cementation  test,  560,  561 

Concrete,  reinforced,  71-76 

Crushing  strength  test,  563 

Hardness  test,  563 

Maximum  grades,  1347 

Mechanical  analysis,  525 

Pavements  adjacent  to  rails,  1292- 
1294 

Report  forma,  1832-1335 

Roadway  crowns,  461 

Specific  gravity  test  for  sand,  558 

Stone  block  tests,  1070 

Width  of  roadway,  160,  161 
American  Society  for  Municipal  to- 
provements,  specifications 

Bitulithic  pavement,  908,  909 

Bituminous  concrete  pavement,  869, 
867,  873-878,  892-894 

Bituminous  macadam  pavement,  80s. 
812-815,  818,  819,  828-830 

Bituminous  surface,  773,  774,  780,  T8S 

Brick  pavement,  1132-1136 

Broken  stone,  569 

Broken  stone  road,  580,  581 

Cement-concrete  pavement,  1196-1199 

Gravel  road,  538-540 

Pressure  distributor,  780,  818,  819 
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pelican  Society  for  Municipal  Im- 
provements, Conl. 
Sheet-asphalt  pavement,  997-1000, 

1011, 1012 
Stone  block  pavement,  1073,  1074, 

1089-1091 
Subgrade,  drainage  and  foundation, 

855-867 
Topeka  pavement,  869,  905,  906 
Wood  block  pavement,  1042-1044, 
1048-1050 
American  Society  for  Testing  Ma- 
terials 
Abrasion  test  for  broken  stone,  559 
Absorption  test  for  rock,  559 
Bituminous  materials 

Bitumen  determination,  722,  728 
Distillation  test,  717-719 
Melting  point  test,  711-712 
Penetration  test,  705,  706 
Volatilisation  test,  714,  715 
Brick  specifications,  1116-1122 

Rattler  test,  1117-1121 
British  nomenclature  of  bituminous 

materials,  22,  28 
Broken  stone  specifications,  569 
Cement  specifications,  59-67 
Cement  tests,  62-66 
Drain  tile  specifications,  463-459 
Mechanical  analysis  of  broken  stone, 

broken  slag  or  gravel,  524,  526 
Specific  gravity  test,  557,  558 
Toughness  test  for  rock,  561,  562 
Void  test,  525,  526 
Amesite  pavement,  specifications 

Penn.  State  Highway  Dept.,  899,  900 
Amorphous,  definition,  2 
Amphiboles,  88 
Analytic  geometry,  38-88 
Angles,  36 
Circles,  85,  36 
Conic  sections,  86-38 
Ellipse,  37 
Hyperbola,  38 
Parabola,  36,  37 
Coordinate  axes,  33 
lines,  33-36 
Point,  33-85 
Triangles,  area,  85 
Annealing  steel,  77,  78 
Annual  cost 
Formula,  1339 
Pavements,  1339,  1340 
Roads,  1363,  1354  • 
Anthracene  hydrocarbons,  605,  606 
Apatite,  88 
Appropriations 
Annual,  1496,  1497 
Completion,  highway  system,  1496 
Credit  to  cash  system,  1496 
i        Pay-— -you-go  plan,  1496 


Aqueous  rocks,  definition,  2 
Arc 

Deflections,  229,  234,  236-280 
Length  and  subtended  chord,  222 
Multipliers  for  lengths,  222 
Arch  highway  bridges 

Reinforced  concrete,  1437-1449 

Arch  ring  stresses,  1447, 1448 

Cost,  1442 

Design,  1440-1449 

Line  of  pressure,  1440-1442 

Loads,  1437,  1438 

Temperature  stresses,  1444, 1446 

Types,  1487 

Typical  problem,  1442-1449 

Unit  stresses,  1488-1440 
Stone  masonry 

Causes  of  failure,  1449,  1450 

Definition  of  parts,  1449 

Line  of  resistance,  1450 

Preservation,  1482 
Areas 

Cut  and  fills 

Count  method,  308 

Planimeter  method,  308 

Scaling  method,  308 
Meridian  distance  method,  291 
See  Various  geometric  figures 
Arizona  State  Highway  Department 

Life  of  road  machinery,  431,  432 
Arkose,  98,  99 
Definition,  2 
Artificial  foundations 
Definition,  2 

See  Bituminous  concrete  foundations 
See  Broken  stone  foundations 
See  Cement-concrete  foundations 
See  Gravel  foundations 
See  Slag  foundations 
See  Telford  foundations 
See  V-drain  foundations 
Ashes 
Administration  of  disposal,  1252-1255 
Bibliography,  1275,  1276 
Calorific  analysis,  1244,  1245 
Collection,  1244 

Schedule  card,  1254 
Cost  of  disposal,  1242 
Description,  1241 
Dumps,  1244 
Equipment  for  collection 

Ash  vehicle  covers,  1251,  1252 

Description,  1251,  1252 

Horse  v»  motor  vehicles,  1250,  1251 

Identification,  1251 

Painting,  1252 
Fluctuation  in  production,  1242 
Organisation  for  disposal,  1253-1255 
Use  as  filling  material,  1244 
Weight,  1243 
Ashlar,  definition,  2 
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Asphalt 

Bermudas,  630-634,  636,  637 
Blown  oil,  651 
Cuban,  637 
Definitions,  2,  608 

British,  21,  22 
Fluxed,  656-668 

Analysis,  666-668 

Fluxing.  664-668 

Process,  664-665 

Tanks,  664 
Gilsonite,  632-684,  687 
Glance  pitch,  688 
Grahamite,  682-684,  687,  688 
Manjak.638 
Maracaibo,  63? 
Native,  629-688 

Formation,  680,  681 

Importation,  682 

Mining,  688 

Origin,  629,  631 

Production,  681-683 

Sources  of  supply,  631-688 

Storage,  633,  684 

Transportation,  633,  684 

Types,  634-638 
Penetration,  effect  of  flux,  708 
Refined,  petroleum,  647 
Rock,  630-683,  668-662 
Sludge,  647,  648 
Testing 

See  Bituminous  materials 
Tests  for,  733,  734 
Trinidad,  630-686 
Asphalt  block 
Anchor,  913 

Specifications,  N.  J.  Dept.  Public 
Roads,  914,  915 
Composition,  911 
Grading  of  aggregates,  911 

Am.  Soc  C.  E.  grading,  911 

Specifications,  914 
Manufacture,  912,  913 

Specifications,  914,  915 
Sizes,  911 

Specifications,  913-915 
Tests,  911,  912 

Specifications,  914 
Asphalt  block  pavements 
Bibliography,  934-936 
Blocks,  911-913 
Cleaning,  cost,  1344 
Cost  data,  922 
Definition,  2 

Deterioration,  nature  of,  1348 
Favorableness  to  travel,  1348 
Laying,  913 
"'•-»   1343 
lenanoe 
hods,  982,  938 
ifications,  Brooklyn,  N.  Y.,  933 


Asphalt  block 

Properties  valuated,  1863 
Specifications,  construction 

N.  Y.  State  Highway 
915 
Asphelt  cements 
Blown  oil.  661 

Analysis,  661 
Calif  ornia,  analysis,  646 
Cementing  value,  966 
Coefficient  of  expansion,  608 
Cut-back,  667,  658 

Analyses,  668 
Data  for  records,  1886 
Definition,  2 
Ductility,  956,  966 
Emulsions,  668,  654 

Analyses,  658,  664 

Use,65S 
Essential  characteristics,  954 
Fillers,  1080 

Specifications,  1083, 1086, 1091 
Fluxed,  666-658 

Analyses,  666-668 
Inspection,  741-744,  962,  964 
Manufacture,  971,  978,  978-980 
Mexican,  analysis,  646 
Oa-gflsonite,  650,  651 

Analysis,  660 
Penetration,  968,  959 

Effect  of  flux,  708 
Permanence,  964,  956 
Petroleum 

Analyses,  646 

Cracking,  645,  646 

Manufacture,  644-646 

Physical  properties,  646,  646 

Use,  644,  645 
Purchasing,  788,  789 
Purity,  966 

Sampling,  741-743,  965 
Seal  coats,  871,  872 
Spedfleationa,  paving  cement,  7S5 

Bituminous  concrete,  873-881 

Bituminous  nwadam,  812-616 

Sheet-asphalt,  968-970 
Stability,  965 
Storage,  789-741 
Testing 

See  Bituminous  materials 
Tests  for,  738,  784 
Texas,  analysis,  646 
Transportation,  739-741 
Asphalt  cutters,  977 
Asphalte 
Definition,  2 
Set  Rock  asphalt 
Asphaltenea 
Definition,  2 
Determination,  726-728 

Method,  726,  727 
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phaltenes,  Cant. 
Determination,  ConL 
Value  of,  727,  728 
phaltic,  definition,  2 

phaltic  concrete  pavements 
Aggregates,  858-866 

Specifications,  866-871 

Voids  in,  698-700 
bnesite  pavement,  899,  900 
Uphalt  blocks,  911,  912 
Asphalt  block  pavements,  918-915 
Asphalt  cements,  871,  872 

Seal  coats,  871,  872 

Specifications,  873-880 
litoalag  pavement,  901,  910,  911 
Jitulithic  pavement,  908,  908-910 
Causes  of  failure,  923-926 
Classification,  848 
Construction,  885-891,  896,  901-904 

Hand  mixing,  886,  886 

Laying,  885-888 

Machine  mixing,  886-888 

Seal  coats,  889,  890 

Specifications,  892-894,  897-901, 
905-911 
3ost  data,  919-923 
Definition,  2 

[Deterioration,  nature  of,  1843 
Drainage,  854,  856 
rabertine  pavement,  900,  901 
foundations,  854-856 
Sietorieal  development 

Pavements,  849-853 

Seal  coats,  853 
Life,  1843,  1364 
Maintenance,  926-934 
Mixing  plants,  881-886 
Patents,  848-853 
Properties  valuated,  1364 
ropeka  pavement,  901,  905-908 
RTarrenite  pavement,  904 
phaltic  macadam  pavements 
asphalt  cement,  810 

Report  form,  811 

Specifications,  812-816 
asphaltic  oil  specifications,  816 
Characteristics,  808,  804 
Construction 

Coat  data,  836-888 

Methods,  820-827 

Specifications,  827-882,  884-836 
Definition,  8 
Foundations,  804,  805 
Maintenance,  889-844 
Mechanical  appliances,  817-820 
Ncm-bttuminous  materials  • 

Physical  properties,  806,  807 

Specifications,  808-810 
phaltic  oil 
See  Asohaltie  petroleum 


Asphaltic  petroleums 
Analysis,  643 
California  field,  627,  628 
Characteristics  of,  627,  628 
Crude,  constituents  of,  628 
Definition,  8 
Description,  610 
Heavy 

Analysis,  642,  648 

Physical  properties,  642,  643 

Use,  642 
Hydrocarbons  in,  627 
Medium 

Analysis,  648 

Physical  properties,  642,  648 

Use,  642 
Mexican  field,  627 
Physical  properties,  642,  648 
Specifications 

Bituminous  macadam  pavement, 
816 

Surface  treatments,  776,  777 
Trinidad  field,  627 
Value  of,  627,  628 

Asphalt  mastic  walks,  1379 
Asphalt  tile  walks,  1879 
Assessments 
Benefits  affected  by  street  widths, 

1509,  1510 
General,  in  large  cities,  1489 
Installment 
Benefits,  1511 

European  practice,  1611, 1512 
Payments,  1510, 1511 
Local 
Benefit,  1509 
Examples,  1498,  1499 
Financial  advantages,  1499 
Large  cities,  1489 
Roads,  1497 
Streets,  1497, 1498 
Small  city  improvements,  1488 
Theory  of 

General  benefit,  1507, 1508 
Local  benefit,  1507-1609 
Tuttle  plan  of  distribution,  1510 
Association  for  Standardizing  Paving 
Specifications 
Bituminous  macadam  pavements 
Description,  802 
Suitability,  808 
Cement-concrete  walks,  1370 
Astronomical  observations,  213-216 
American  Ephemeris,  214 
Astronomical  terms,  213,  214 
Azimuth  determination,  214,  215 
Attrition,  definition,  8 
Azimuth 

Definition,  214 
Determination  of.  214-216 
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Backfilling,  1310,  1315, 1316 
Backing,  definition,  3 
Ban  mm,  660,  661 
Baltimore  trass  bridges 

Strum  computation,  1424,  1426 
Dead  load,  1426 
live  load,  1425 
Bank  gravels 

Composition,  521,  622 

Crushing,  530 

Definitions,  3,  521 

Distribution,  521 

Excavating,  529,  580 

Formations,  521 

Hauling,  530-534 

Pits,  ears  of  in  winter,  529 

Sampling,  523,  524 

Screening,  629,  530 

Specifications,  627,  528 

Testing,  528-627 
Barrel  of  roadway,  definition,  8 
Barrels 

Bituminous  materials,  740 
Sampling,  742,  743 
Basalt,  91,  95,  96 

Definition,  3 

Mineral  composition,  95,  556 

Occurrence,  97 

Results  of  test  on,  664 

Specific  gravity,  95  x 

Texture,  96 
Base,  definition,  3 
Base  lines,  204-206 

Apparatus,  204 

Computations,  205,  206 

Corrections,  205,  206 

Measurements,  205 
Batter,  definition,  3 
Batter  pile,  definition.  3 
Baume'  conversion  tables,  689-692 

Liquids  heavier  than  water,  691 

Liquids  lighter  than  water,  689 
Beam  bridges 

Design,  1413 
Beams,  52,  53,  72,  74 

Bending  moments,  53, 1409-1412 

Deflection  formulas,  54 

Design,  1413 

Neutral  axis,  52,  53 

Outer  fiber  stress,  54 

Reinforced,  72-76,  1484-1436 
Bond,  74-76 
Continuous,  72,  73 
Design,  72-76 
Rectangular,  74-76 
Shear,  74-76 
T-beams,  74-76 
Web  reinforcement,  76,  76 
ear,  53,  54,  1409-1412 


Beams,  Coal. 

Trussed,  1429 

Unit  in  i  fii  formulas,  54 

Wooden,  1429 
Bed,  definition,  3 

Belt,  surfacing  cement-concrete,  1131 
Bench-marks,  281-282 
Bending  moments,  63 
1409-1413 
1409-1412 
Benzene  hydrocarbons,  604,  606 
Berme,  definition,  3 
Bermndez  asphalt 


Asphaltic  concrete,  875,  878-181 

Asphaltie  macadam,  814 

Sheet-asphalt,  966-968 
Fluxed,  655-667 

Analysis,  656 
Mining,  633 
Occurrence,  636 
Origin,  630,  631 
Physical  properties,  636,  637 
Production,  631-638 
Refined,  655-657 

Analysis,  666 
Transportation,  688,  684 
Bessemer  process,  77 
Bibliographies 
Administration  of  highway  depart- 
ments, 1577 
Bituminous  concrete  pavements,  934 
Bituminous  »—«— **m  pavements,  844 
Bituminous  materials,  744 
Bituminous  surfaces,  798 
Brick  pavements,  1147 
Broken  stone  roads,  59S 
Car  tracks,  1316 

Cement-concrete  pavements,  1211 
City  planning,  416 
Comparison  of  roads  and  pavements, 

1365 
Culverts,  1465 
Curbs,  1394 
Drainage,  479 
Dust  prevention,  764 
Earth  roads,  617 
Engineering  geology,  145 
Financing  highway  improvement* 

1513 
Foundations 

Roadways,  479 

Structures,  1465 
Grading,  479 
Gravel  roads,  551 
Guard  rails,  1465 
Gutters,  1394 
Highway  bridges,  1465 
Highway  signs,  1394 
Mathematics,  83 
Mechanics,  83 
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bliographies,  ConL 
Office  practice,  829 
Organization  of  highway  departments, 

1677 
Pipe  system*,  1316 
Planning  of  roads,  861 
Planning  of  streets,  416 
Preliminary  investigations,  189 
Preservation  of  structures,  1482 
Retaining  walls,  1466 
Road  systems,  861 
Roek  asphalt  pavements,  1018 
Sand-day  roads,  517 
8heet-asphalt  pavements,  1018 
Sidewalks,  1894 
Snow  removal,  1276 
Stone  block  pavements,  1099 
Street  cleaning,  1275 
8treet  systems,  416 
Structural  materials,  88 
Surveys,  829 
Terminology,  23 
Waste  disposal,  1275 
Wood  block  pavements,  1060 
ids 
Low,  1567 
Rejection,  1568 
Schedule,  1567 

Specification  requirements,  1572 
Under,  definitions,  3 
tinder  courses 
Definition,  3 
Sheet-asphalt  pavements 

Hauling.  984,  985 

Laying,  985,  986 

Manufacture,  980-982 

ijiifi 

Mixing  plants,  973 

Screening  plants,  574,  575 
tttoelag  pavement 

Description,  901 

Laying,  901 

Mixing  plant,  901 

Specifications,  910,  911 
Bitulithic  pavement 

Annual  cost,  1340 

Cement  specifications,  908 

Construction  details,  908,  908-910 

Coat  data,  921-923 

Deterioration,  nature  of,  1843 

Development,  852,  1322 

Drainage  specifications,  856 

Foundation  specification*,  855-867 

life,  1342,  1343 

Mineral  aggregates,  866,  870,  908-910 

Mixing  plant,  884 

Properties  valuated,  1860, 1861 

Specifications,  aggregates,  908-910 
Los  Angeles,  Cal.,  870,  871 

Specifications,  construction 
Am.  Soc  Mun.  Imp.,  908,  909 


Bitulithic  pavement,  CmU. 
Specifications,  construction,  Cont. 

Portland,  Ore.,  909,  910 
Subgrade  specifications,  855 
Bitumens 
Artificial,  611 

Classification,  611 
Asphaltenes,  determination,  726-728 
Carbenes,  determination,  728,  729 
Content 

Bituminous  aggregates,  872 

Determination  of,  725,  726 

Sheet-asphalt,  958,  961,  962 
Definition,  3 

British,  21,  22 
Description  of,  696 
Determination  of,  721-726 

Methods,  721-724 

Percent  in  aggregates*  725,  726 

Value  of,  724,  725 
Native,  609,  610 

Fluids,  610 

Gases,  610 

Solids,  610 
Refined,  classification,  611 
Bituminized  brick 
Development,  1142 
Manufacture,  1148 
Pavements,  1142 
Tests,  1142,  1148 
Bituminous  aggregates 
Bitumen  content,  872 

Determination,  728,  724 

Rational  percent,  726,  726 
Definition,  8 
Density,  698,  699 

Determination,  698-700 
Hauling,  984,  985 
Toughness,  872 
Voids  in,  699,  700 

See  Bituminous  concrete  pavements 
See  Sheet-asphalt  pavements 
Bituminous  cements 
Definition,  3 
See  Asphalt  cement 
See  Tar  cement 
Bituminous  concrete 
Bitumen  content,  872 

Determination,  728,  724 

Rational  percent,  726,  726 
Compressibility,  891 
Density,  698,  699 

Determination,  698-700 
Toughness,  872 
Bituminous  concrete  pavements 
Amiesite  pavement  specifications, 

899 
Asphalt  block  pavements 

Blocks,  911-913 

Laying,  918 

Specifications,  913-915 
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Bituminous  concrete  pavements,  ConL 
Asphalt  cements 

Specification*,  878-881,  906 
Bibliography.  934-938 
Bitcdag  pavement 

Description,  901 

Laying,  901 

Mixing  plant,  901 

Specifications,  910,  911 
Bitulithic  pavements 

Composition,  865,  866 

Construction  details,  908,  904 

Cost  data,  921-928 

Manufacture,  904 

Specifications,  870,  871,  908-910 
.    Bitumen,  percent  of,  891,  898, 900, 902 
908 

Determination,  728-726 
Bituminous  cements,  871,  872 

Graded  aggregates,  872 

One  product  aggregates,  871 

Seal  coats,  871,  872 

Specifications,  878-881 

Types  used,  612 

Unhealed  aggregates,  871 

U.  S.  O.  P.  R.  practice,  878-880 
Causes  of  failures 

Construction,  928-925 

Frost  action,  928 

Gravel  aggregates,  925,  926 

Materials,  923 

Wavinees,  924,  926 
Cement-concrete  edgings,  857,  858 

Specifications,  857,  858 
Characteristics,  858,  854 
Classification,  847 

Am.  See.  C.  En  848 
Coal  tar  distillate  pavement 

Specifications,  851 
Compressibility  of  bituminous  con- 
crete, 891 
Construction 

Am.  See  C.  E.  conclusions,  890 

Time  allowances  for,  1563 
Cost  data,  919-923,  1336 
Definition,  4 

Derivation  of  term,  801,  802 
Drainage,  854 
Edges,  protection  of,  857,  858 

Am.  Soc  C.  E.  conclusions,  857 
Filbertine  pavement  specifications,  90  j 
Foundations,  854-857 

Broken  stone,  855,  856 

Cement-concrete,  856,  857 

Old  macadam,  856 

Penn.  State  Highway  Dept.  prac- 
tice, 854,  865 
deifications,  855-857 
•  maximum,  1347 
ind  sand  aggregates 
ruction  details,  897 


Bituminous  concrete  pavements,  Cost 
Gravel  and  sand  aggregates,  Csat 

Cost  data,  920 
Gravel  concrete  pavement 

Cost  data,  920 
Hauling  bituminous  mixtures,  888 
Heating 

Aggregates,  890,  896,  897, 908, 9W 

Bituminous  cements,  890,  896,  M 
Historical  development,  849-853,1x3 

Bitulithic  pavement.  852 

Excelsior  pavement,  852 

Seal  coats,  853 

Tarmac  pavement,  892 

Topeka  pavement,  858,  853 

Washington,  D.  C,  pavements,  8» 
Laying,  888,  891,  896,  901,  90S 
Life,  1364 
Maintenance 

Asphalt  block  pavements,  932,  W 

Asphalt  cufc-baek,  928 

Cold  mixtures,  927-931 

Hot  mixtures,  981-982 

Jamaica,  N.  Y.,  experimental  sec- 
tions, 934 

Layer  method,  927 

Patching,  926-932 

Penn.  State  Highway  Dept  prac- 
tice, 928-930 

Plants,  928,  930,  931 

Reconstruction,  926,  927 

Record,  933,  934 

Seal  coats,  926,  927,  931 

Tar  for  cold  patching.  928, 930 

Wearing  courses,  927-931 
Mineral  aggregates,  858-871 

Am.  Soc  C.  E.  conclusions,  88ft,  SB 

Analyses,  859.  863-865 

Broken  slag,  860,  861 

Broken  stone,  858-866 

EmcmHal  properties,  858-861 

Fillers,  862 

Gravel,  860,  861,  866 

Maximum  sise  stone,  861 

Specifications,  858,  862,  864,  866- 
871,  907,  908 

Surface  of,  861 

U.  S.  O.  P.  R.  practice,  867,  868 

Voids,  698-700,  852,  863 
Mixing 

Comparison  of  methods,  887,  888 

Hand,  881,  882,  885,  886 

Machine,  882-887,  896,  897, 90S. 
904 
Mixing  plants,  881-887 

Bitulithic  884,  903,  904 

Cement-concrete,  882-884 

Details,  882-885 

Driers,  882-885 

Hand,  881,  882 

Mixers,  882-885 
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saiminous  concrete  pavements.  Cunt. 
Mixing  plants,  Cont. 

Operations,  882-885,  896,  897 
Specifications,  882 
Topeka,  882-884,  901 
Warrenite,  884,  886 
Weighing  devices,  882-886 
One  product  aggregate 
Analysis,  869 
Asphalt  cement  specifications,  873- 

880 
Broken  slag,  860,  861 
Broken  stone,  868-861 
Construction  details,  886-892 
Construction  specifications,  892-896 
Cost  data,  919 
Essential  properties,  868-861 
Gravel,  860,  861 
Hand  miring,  886-888 
laying,  888,  889 
Machine  mixing,  886-888 
Maximum  size  stone,  861 
Seal  coats,  889,  890 
Specifications,  868,  869,  866,  867 
Surface  of,  861 

Tar  cement  specifications,  875-880 
Weather  conditions,  890,  891 
Patented  pavements,  848,  849 
Am.  Soc.  C.  E.  conclusions,  865 
Indemnity  bonds,  849 
Liability  for  infringement,  848 
Prior  art,  849-863 
Probability  of  infringement,  848 
Predetermined  graded  aggregates 
Analyses,  864,  866 
Bitulithic,  866 
Composition,  8B5,  866 
Construction  details,  901-904 
Construction  specifications,  906-911 
Laying,  901,  908,  904 
Machine  mixing,  901,  903,  904 
Seal  coats,  901,  904 
Specifications,  864-866,  868-871 
Topeka,  864,  865 
Warrenite,  866 
Properties  valuated,  1360-1864 
Seal  coats,  889-891,  896,  897,  901,  904 
Abbot,  863 

Am.  Soc.  C.  E.  conclusions,  871 
Asphalt  cement  specifications,  876- 

878 
Shoulders,  857 
Specifications 
Aggregates,  868,  862,  864,  866-871, 

907,908 
Amiesite,  899,  900 
Am.  Soc.  Mun.  Imp.,  866,  867, 

873-878,  892-894 
Bitostag,  910,  911 
Bitulithic,  870,  871,  908-910 


Bituminous  concrete  pavements,  Cont. 
Specifications,  Cont. 

British  Eng.  Standards  Com.,  774- 
776 

Cleveland,  Ohio,  868 

Construction,  892-896,  897-901, 
906-911 

Filbertine,  900,  901 

111.  State  Highway  Dept.,  897,  898 

Road  Board  of  England,  894,  895 

Topeka,  869,  870,  906-908 

U.  S.  O.  P.  R.,  867,  868,  878-880 

Warrenite,  870 
Subgrade  specifications,  865 
Tar  cements,  682,  688 

Specifications,  875,  878-880,  906 
Tarmac,  892 

Directions  for  laying,  892 

Manufacture,  892 

Sizes  of  slag,  892 

Specifications,  895,  896 
Topeka  pavement,  872 

Aggregates,  907,  908 

Analyses,  864,  865,  902,  903 

Asphalt  cement  specifications,  880 

Composition,  864,  865 

Cost  data,  920-922 

Development,  tar  cement,  902 

Form  of  specifications,  868,  869 

Laying,  901 

Report  form,  902 

Seal  coats,  901 

Specifications,  869,  870,  906-906 
Traffic  suitability,  1864-1859 
Two  or  more  layers,  891,  892 
Ungraded  mixed  aggregates 

Analyses,  863 

Characteristics,  862 

Composition,  862 

Construction  details,  896,  897 

Construction  specifications,  897-901 

Cost  data,  919,  920 

Fillers,  862 

Gravel  and  sand  aggregate,  897 

Machine  mixing,  896,  897 

Seal  coats,  896,  897 

Specifications,  862,  867,  868 

Voids,  863 
Warrenite  pavement 

Asphalt  cement  specifications,  880 

Composition,  865,  866 

Construction  with  oyster  sheik,  904 

Specifications,  870 
Weather  conditions,  890,  891 
Width,  857 
Bituminous  emulsions 
Application  of,  756 

Cost  data,  756 
Asphalt  cement,  663,  654 

Analyses,  653,  654 
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Bituminous  emulsions,  ComL 
Asphaltie,  for  patching,  777 
Classification,  611 
Concentrated,  756,  766 
Cost  data,  766 
Definition,  4 
Description  of,  766 
Emulsifying  oils,  652,  668 

Analysis,  652,  658 
Preparation  of,  756,  756 
Specifications,  756,  777 
Bituminous  fillers 
Advantage*,  1080 
Asphalt  cement,  1185,  1136 
Blown  ofl  asphalt,  651 

Analysis,  661 
Brick  pavements,  1129 

Expansion  Joints,  1180,  1181 
Definition,  4 

Gravel  and  bituminous,  1080 
Pitch,  683,  1080,  1135 
Pitch  and  sand,  1081 
Pramolded,  651 

Specifications,  1082-1088,  1090,  1091 
Stone  block  pavements,  1080,  1081 
Tar  and  gravel,  1080,  1081 
Testing 

Set  Bituminous  materials 
Types,  612 
Bituminous  foundations,  478-475 
Cement-concrete  w,  473,  474 
Gravel  concrete,  474,  475 
Specifications,  474,  475 
Bituminous  gravel  pavements 
Bibliography,  844-846 
Causes  of  failure,  926,  926 
Characteristics,  827 
Construction,  827 
Cost  data,  827,  838,  920 
Traffic  suitability,  1366 
Bituminous  limestones 
American,  analyses,  1014 
European,  analyses,  1014 
Bituminous  macadam  pavements 
Advantages,  803 

Asphalt  cement  specifications,  812-816 
Asphaltie  oil  specifications,  816 
Bibliography,  844-846 
Bituminous  materials,  810-817 
Amount  used,  821-826 
Report  forms,  810,  811 
Specifications,  811-817 
Suitability,  810 
Types  used,  612 
Broken  stone 
Physical  properties,  806,  807 
Specifications,  808-810 
Causes  of  failure 

*nminou8  materials,  838,  839 
struction  methods,  839 
grade  conditions,  839 


Bituminous  macadam  pavemeata  &*J 
Construction  i 

Cost  data,  836-538,  1336 

Harrowing  broken  stone,  826, 8M-s1 

Methods,  820-827 

Specifications,  827-836 

Time  allowance  for,  1564 
Crowns,  821,  822 
Definitions,  4,  801,  802 
Derivation  of  term,  801,  802 
Disadvantages,  803,  804 
Distributors,  777-780,  817-fflf 
Essential  characteristics,  820-82 
Foundations 

Broken  stone,  804,  805,  820 

Cement-concrete,  805,  825 
GladweU  system,  824-826 
Grades,  maximum,  1347 
Gravity  distributors,  778 
Historical  development,  1322 

England,  803 

France,  802,  803 

United  States,  803 
life,  1364 
Maintenance 

Bituminous  materials,  840-844 

Continuous,  839-841 

Cost  data,  844 

Equipment,  840 

Methods,  839-844 

Perm.  State  Highway  Dent  prac- 
tice, 842,  843 
Mechanical  appliances,  817-839 
Non-bituminous  materials 

Character  of  surface,  806 

Cleanlinees,  806 

Resistance  to  abrasion,  80S 

Shape,  806 

Sizes,  806,  807 

Sizes  of  broken  atone,  821-828 

Specifications,  808-810 

Toughness,  806 
Pitchmac 

Construction,  824 

Specifications,  816,  817,  832, 88 
Pouring  cans,  efficient  use,  818-899 
Pressure  distributors,  779, 780 

Fundamental  requirements,  SIS 

Specifications,  818,  819 
Properties  valuated,  1361-1864 
Rolling,  820-822 
Sand-tar  mastic 

Specifications,  832-834 

Use,  824,  825 
Slag,  physical  properties,  806 
Specifications 

Am.  Soc  Mun.  Imp.,  80S,  812-31*. 
818,  819,  828-830 

Bituminous  materials,  811-817 
British  Eng.  Standards  Com,  7?4- 
776,  816,  817 
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lituminous  macadam  pavements,  ConL 
Specification*,  Cont. 

Construction,  827-886 

Dallas,  Tex.,  827,  828 

111.  State  Highway  Dept.,  834-836 

Mass.  Highway  Comm.,  833,  834 

Non-bituminous  materials,  808-810 

Oakland,  Cal.,  809,  810,  816,  836 

Ohio  State  Highway  Dept.,  804,  805, 
809,  823,  824,  830-832 

Penn.  State  Highway  Dept.,  830 

Road  Board  of  England,  816,  817 

State  Highway  Testing  Engrs. 
Conf.,  802,  810-812 

U.  S.  O.  P.  R.,  808 
Suitability,  803,  804 
Tar  cements,  682,  683 

Specifications,  814-817 
Traffic  suitability,  1364-1359 
Bituminous  macadam  walks,  1380 
Bituminous  materials,  595-745 
Artificial,  611 

Classification,  611 
Asphalt  blocks  tests,  911,  912,  914 
Asphaltenes,  determination,  726-728 

Value  of,  727,  728 
Asphalt,  629-638 
Asphalt  cements,  954-956 
Asphaltic,  610 
Asphalt-tar  compounds 

Asphalt  content,  716,  717 
Bibliography,  744,  745 
Bitumen  determinations,  721-726 

Am.  Soc  C.  E.  method,  721 

Am.  Soc.  Test.  Mat.  method,  722 

Value  of,  724-726 
Brittleness  test,  881 
Burning  point  determination,  713 

Value  of,  713,  714 
Carbenea,  determination  of,  728 

Value  of.  728,  729 
Carbon  disulphide  solubility  test,  7fcl- 
726 

Value  of,  724-726 
Carbon  tetrachloride  solubility  test, 
728,  729 

Value  of,  728,  729 
Cementing  test,  881 
Classification,  607-612 
Coefficient  of  expansion  determina- 
tions, 695-698 
Creoaoters'  distillation  test 

Am.  Ry.  Eng.  Assn.  method,  719 
Creoaoting  oils,  688-687 
Data  for  records,  1385 
Definition,  4 

liquid,  4 

Semi-solid,  4 

Solid,  4 
Distillation,  638-648 
Distillation  tests,  717-720 


Bituminous  materia**,  ConL 
Distillation  tests,  ConL 

Am.  Soc.  Test.  Mat.  method,  717- 
719 

Value  of,  720 
Ductility  test,  708-710 

Am.  Soc  C.  E.  method,  708 

Value  of,  709,  710 
Fixed  carbon,  determination  of,  729 

Am.  Chem.  Soc.  method,  729 

Am.  Soc  C.  E.  method,  730 

Value  of,  730 
Flash  point  determination 

Am.  Soc  C.  E.  method,  712 

Closed-cup  method,  712,  713 

Open-cup  method,  712 

Value  of,  713,  714 
Float  test,  702-704 

Am.  Soc  C.  E.  method,  702 

Value  of.  703,  704 
Fluxes,  958,  954 
Fluxing  asphalts,  654-658 
Free  carbon  determination,  721-723 
Groups  consisting  of  or  containing 

bitumen,  609 
Hydrocarbons,  696-607 
Inspection,  741-744,  962,  963 
Melting  point  tests 

Am.  Soc  C.  E.  methods,  710-712 

Am.  Soc  Teat.  Mat.  methods,  711 

Cube  method,  710 

Ring  and  ball  method,  711,  712 

Value  of,  712 
Naphtha  insoluble  bitumen  determi- 
nation, 726-729 

Value  of,  727,  728 
Native,  609,  610 

Fluids,  610 

Gases,  610 

Solids,  610 
Native  asphalts,  629-638 
Nomenclature,  607-609 

Am.  Soc.  Test.  Mat.  report  on  Brit- 
ish, 22,  23 

British  Eng.  Standards  Com.  con- 
clusions, 21,  22 
Paraffin  scale,  610 

Determination  of,  730,  731 

Value  of,  731 
Penetration  test,  704-708 

Am.  Soc  C.  E.  method,  706 

Am.  Soc  Test.  Mat.  method,  705 

Value  of,  706-708 
Petroleums,  618-629 
Purchase,  738,  739 

Volume  basis,  738 

Weight  basis,  788,  739 
Refined,  classification,  611 
Refined  asphalts,  951-953 
Refined  petroleums,  638-654 
Refining  processes,  612-618 
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Bituminous  materials,  ConL 
Removal  of  non-bituminous  impuri- 
ties, 612,  618 
Rock  asphalts,  658-662 
Sampling,  964,  965 

Barrels,  742,  748 

Drums,  742,  748 

Factors  governing,  741,  742 

Tanks,  742 
Softening  point 

See  Melting  point 
Source  of  bitumens  and  bituminous 

materials,  609 
Specifications,  781-788 

Alternate  type,  786,  787 

Asphalt  cements,  785,  786,  812-816, 
873-881,  906,  966-970 

Blanket  type,  737,  738 

Cut-back  asphalt,  776 

Factors  governing,  781-784 

Illustrative,  784-788 

Oils,  776.  777,  816 

Refined  tars,  786,  778-776 

Tar  cements,  814-817,  875,  878-880; 
906 

Tests  included,  788,  784 
Specific  gravity  tests,  688-696 

Am.  See  C.  E.  method,  698 

Value  of,  694,  695 
Storage,  739-741 

Tanks,  789,  740 
Tars 

Crude,  662-674 

Refined,  674-688 
Tests,  687-781 

Interrelationship,  732,  788 

Selection  of,  738,  734 

Value  of,  781,  782 
Transportation,  739,  741 

Barrels,  740 

Drums,  740,  741 

Tank  cars,  739,  740 
Uses  in  highway  engineering,  611 
Viscosity  tests,  700-702 

Am.  Soc  C.  E.  method,  701 

Value  of,  701,  702 
Voids  in  bituminous  aggregates,  698- 

700 
Volatilisation  tests,  714-717 

Am.  Soc  Test.  Mat.  method,  714 

Value  of,  716 
Weight  and  volume  relations,  696 
Bituminous  pavements 

Clay  mixed  pavements,  917,  918 
Definitions,  4 

Fibred-asphalt  pavement,  918,  919 
Hendersonian  pavement,  918,  919 
~~ 'tonal  pavement,  917,  918 

»ded  sand  mixed  pavements,  915- 
.7 
ess,  924,  925 


Bituminous  pavements,  ComL 
See  Asphalt  block  pavements) 
See  Bituminous  concrete  pai 
See  Bituminous  gravel  pai 
See  Bituminous  macadam  pan 
See  Rock  asphalt  pavements 
See  Sheet-asphalt  pavements 
Bituminous  rock 
Definition,  4 
See  Rock  asphalts 
Bituminous  sand  as  aggregate 

Specifications,  907,  908 
Bituminous  sandstones,  661, 1014- 
1016 
American,  analyses,  1014 
Bituminous  surfaces 
Annual  cost,  1358, 1854 
Asphaltic  emulsion,  for  p***H^g 

Specifications,  777 
Bibliography,  798-800 
Bituminous  materials,  770-777 

Amount  of,  788 

Application  of,  782 

Specifications,  771-777 

Suitable  types,  770,  771 

Types  used,  612 

Unsuitable  types,  770,  771 
Brick  pavements,  1146 
British  practice,  786-788 

Patching,  795 
Cement-concrete  pavements,  1206- 
1207 

Characteristics,  1205,1206 

Destruction  of  adhesion,  1206 

Nat.  Conf .  Concrete  Road  BuM- 
ing  conclusions,  1207 

Thickness,  1206 
Characteristics,  768,  769 
Classification,  767,  768 
Construction 

Cost  data,  790-798 

Methods,  780-786 

Fenn.  State  Highway  DepC  prac- 
tice, 783 

Philadelphia  practice,  790,  791 

Specifications,  786-790 
Cut-back  asphalt,  specifications 

Philadelphia,  776 
Definition,  4 
Distributors,  777-780 

Factors  governing  etflrcrfan.  777 

Gravity,  778 

Pleasure,  779,  780 

Specifications,  780 
Failure,  causes  of,  798,  794 

Bituminous  material,  798,  794 

Construction  methods,  794 

Roadway  surface,  798 
Fish  life,  effect  on,  769,  770 
French  practice,  784 
Grades,  maximum,  1847 
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lituminous  surfaces,  Cont. 
Gravel  roads,  535,  549,  550 

Conn.  State  Highway  Dept.  prac- 
tice, 784,  794,  797 
Historical  development 

Europe,  768 

United  States,  768 
Large  mileage,  one  contract,  785 
Limitations  of  use,  769 
Maintenance 

Coat  data,  794-796,  1352,  1853 

Hone  or  planer,  use  of,  797 

Patching,  794,  795 

Removal,  796-798 

Repaid  796-798 

Retreatment,  795,  796 
Ofl  carpets  on  gravel  roads,  784 
Oils,  cold  application  specifications 

N.  Y.  State  Highway  Comm.,  776 
OOs,  hot  application  specifications 

N.  Y.  State  Highway  Comm.,  776 
Plant  equipment,  780 
Preparation  of  roadway,  780-782 

Dry  as  damp,  781,  782 

Effect  of  size  ef  stone,  781 
Properties  valuated,  1362,  1363 
Public  health,  effect  on,  769,  770 
Refined  tar,  681,  682 

Analyses,  682 
Residual  carpeting  mediums,  644 
Roadways  used  on,  767 
Sand  and  oil  layer  method,  784 

Cost,  793 

Specifications,  Mass.  Highway 
Comm.,  789,  790 
SKpperiness,  769 
Specifications,  construction 

Am.  Soc  Mun.  Imp.,  780,  786 

Los  Angeles,  Cal.,  789 

Md.  State  Roads  Comm.,  788,  789 

N.  Y.  State  Highway  Comm.,  776 

Road  Board  of  England,  786-788 
Specifications,  materials 

Cut-back  asphalt,  776 

Oils,  776.  777 

Tars,  773-776 
Suitability,  1350.  1351 
Tars,  cold  application  specifications, 
773 

U.  S.  O.  P.  R.,  773 
Tars,  hot  application  specifications 

Am.  Soc.  Mun.  Imp.,  773,  774 

British  Eng.  Standards  Com.,  774- 
776 
Top  dressing 

Amount  used,  783 

Application  of,  783,  784 

Kinds,  788 

Specifications,  784 
Traffic  suitability,  1855-1869 
Vegetation,  effect  on,  769,  770 


Bituminous  mixed  ungraded  sand 
pavements 

Characteristics,  916 

Construction,  915,  916 
Specifications,  Mass.  Highway 
Comm.,  916,  917 

Cost,  916 

Suitability,  915 
Bituminous  walks 

Asphalt  mastic,  1379 

Asphalt  tile,  1879 

Bituminous  macadam,  1380, 1381 

Sheet-asphalt,  1379,  1380 

Tar  concrete,  1369, 1378 
Black  gum  wood  blocks,  1031 
Black  line  prints,  299 
Blanket 

Definition,  4 

See  Bituminous  surfaces 
Blasting 

Blockhole  method,  424 

Boulders,  424-426 

Cost  data,  426,  426 

Explosives 
Black  powder,  423 
Dynamite,  422-426 
Granular  powder,  423,  424 

Mud-capping,  424,  425 

Rock,  423-426 

Snakahole  method,  424 

Soils,  422,  428 

Specification  requirements,  1575 

Stumps,  420,  421 
Bleeding 

Definition,  4 

Wood  blocks,  1052-1054 
Blind  drains,  460 
Blinding  material,  definition,  4 
Blocks,  city 

Manufacturing  districts,  381,  382 

Residential  districts,  880,  381 
Block  system,  traffic,  399 
Blome  granitoid  pavement,  1204 
Blowing  petroleums,  617 

Process,  649,  650 

Stills,  648,  649 
Blown  petroleums 

Definition,  4 

Manufacture,  648-650 

Penetration  of,  707 
Blue  printing  machines,  299 
Blue  prints,  297-299 
Bluestone,  uses,  99 
Bluestone  curbs 

Cost,  1383 

Manufacture,  1383 
Bog,  definition,  4 
Bond 

Definition,  4 
English,  9 
Flemish,  9 
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Bonds 

Annual  appropriations,  1496,  1497 
Completion  of  highway  system,  1496 
Credit  to  cash  system,  1496 
Pay-as-you-go  plan,  1496 
Long-term 
Future  benefit,  1492 
Increased  eosta,  1492,  1498 
Land  values,  relation  to,  1498 
Present  benefit,  1492 
Surface  renewals,  for,  1498 
Penal,  1572 
Proposal,  1571 

Reckless  financing,  1499,  1500 
Serial,  1495,  1496 
Advantages,  1495 
Disadvantages,  1495 
Maine  plan,  1495 
Maryland  plan,  1495 
Short-term 

Advantages,  1498, 1494 
Annual  payments,  1494 
Surety,  1572 
Bond  issues 
See  Bonds 
Boro  of  Manhattan,  New  York  City 
Pavement  opening  regulations,  1309- 

1811 
Specifications 

Creosote  oil  preservative,  1086 
Stone  block  pavements,  1078,  1082 
Wood  block  pavements,  1046 
Borrow  pits 
Definition,  4 
Field  notes,  289 
Staking,  289 
Volume  of,  289,  290 
Boston 
Brick  walk  specifications,  1876 
Stone  block  pavement  specifications, 
1074,  1079,  1085 
Boston  rod,  197 

Boulder  pavements,  definition,  4 
Boulders 

Blasting.  424-426 

Cost  data,  425,  426 
Sledging,  425 
Boulevards,  376 

Dust  prevention,  748,  749 
Financing  improvements,  1490 
Boundaries,  850-858 
Abandoned  roads,  852 
Establishment,  353 
Legal  status,  350-353 
Road  materials  within,  352 
Specifications,  352,  358 
Box  culverts,  1452-1454 

** ►■  definition,  5 

kl,  98 
n,  6 
finition,  5 


Brick 
Abrasion  loss,  1114, 1121 
Bituminiied 

Development,  1142 

Manufacture,  1148 

Tests,  1142,  1148 
Brick-days,  composition,  106 
Color,  1111,  1112 
Cost  data,  1122 
Cross-breaking  strength,  1112 
Crushing  strength,  1112 
Data  for  records,  1334 
Density,  1112 
Fire-clay,  1109,  1110 
Hardness,  1112 
Hillside,  1139,  1141 

Chamfered,  1139 

Grooved,  1141 
Homogeneity,  1113 
Imperviousness,  1112 
Inspection,  1116,  1121,  1122 
Marking  test  brick,  1114 
Nose,  for  car  tracks,  1141, 1142 
Number  per  square  yard,  1111 
Repressed,  1109 
Sampling,  1115,  1117 
Scoria,  1110, 1111 
Shale,  1109, 1110 
Sizes,  1111,  1182 
Slag,  1109 

Analysis,  1109, 1110 
Specifications 

Am.  Soc  Mun.  Imp.,  1132, 1133 

Am.  Soc  Test.  Mat.,  11  IS- 1122 

State  Highway  Testing  Engra.  Coat, 
1116 


Absorption,  1115 
Cross-breaking,  1115,  1116 
Individual  brick,  1113, 1114 
Rattler,  1116 
Am.  Soc.  Mun.  Imp.  spedfieatMSs, 

1132 
Am.  Soc.  Test.  Mat.  apecifiestiaaa, 

1117-1121 
Report  form,  1120 
Toughness,  1113 
Uniformity  of  burning,  1113 
Vertical  fiber,  1109, 1110 
Vitrified,  1102 
Vitrified  cubes,  1144 
Wire  cut,  1109 
Brick  gutters 
Brick  testa,  1389 
Construction,  1888,1389 
Cost,  1388 

Specifications,  Spokane,  Wash.,  1388 
Brick  pavements,  1101-1U9 
Annual  cost,  1340,  1358,  1354 
Bibliography,  1147-1149 
Bituminised  brick  pavements,  1142 
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:k  pavements,  Coni. 
ituminous  carpets,  1146 
rick 

Abrasion  Iocs,  1114,  1121 
Absorption  test,  1116 
Am.  Soc  Mun.  Imp.  specifications, 

1132,  1183 
Am.  Soc.  Test.  Mat.  specifications, 

11 16-1122 
Cost  data,  1122 
Cross-breaking  test,  1115,  1116 
Fire-clay,  1109,  1110 
Hillside,  1139,  1141 
Inspection,  1116,  1121,  1122 
'Nose,  for  car  tracks,  1141,  1142 
Number  per  square  yard,  1111 
Physical  properties,  1111-1118 
Rattler  test,  1116-1121,  1132 
Repressed,  1109 
Sampling,  1116, 1117 
Shale,  1109,  1110 
Sizes,  1111,  1182 
Tests  on  individual  brick,  1113 
Vertical  fiber,  1109, 1110 
Wire  cut,  1109 
3ar  track  paving,  1141,  1142 
Characteristics 
Acceptability,  1106,  1106 

Cheapness,  1102,  1103 

Durability,  1103 

Favorableness  to  travel,  1106 

Maintenance  cost,  1103 

Noiselessness,  1105 

Non-elipperiness,  1104 

Resistance  to  traction,  1103,  1104 

Sanitariness,  1104 
Cleaning,  cost,  1844 
Construction  time  allowances,  1563 
Cost  data,  1137-1140,  1337 

Formula  for  cost,  1138 

Method  of  figuring  cost,  1189 
Curbs,  1108,  1109 
Cushions,  1122-1124 

Bituminous,  1124 

Fibered-asphalt,  1124 

Mortar  bed,  1128 

Rolling,  1124 

Sand,  1123,  1124 

Sawdust,  1124 

Specifications,  1124 
Definition,  5 

Deterioration,  nature  of,  1348 
Edgings,  1108,  1109 
Expansion  joints,  1130,  1181 

Car  tracks,  1131 

Construction,  1130, 1131 

Thickness,  1130 

Transverse,  1180 
Fillers 

Asphalt  specifications,  1186 

Bituminous,  683, 1129 


Brick  pavements,  Cont. 
Fillers,  Cont. 

Cement  grout  specifications,  1126, 
1135 

Grouting  sand,  1128 

Tar  pitch  specifications,  1135 
Foundations,  1106-1108 

Artificial,  1107,  1108 

Broken  stone,  1108 

Cement-concrete,  1107 

Gravel,  1108 

Green  concrete,  1136,  1137 

Macadam,  1108 

Natural,  1106,  1107 

Old  brick  pavements,  943 

Rolling,  1107,  1108 
Grades,  maximum,  1347 
Green  concrete,  on,  1186,  1137 
Highway  bridge  floors,  1433 
Hillside  paving 

Chamfered  brick,  1139 

Grooved  brick,  1141 
Historical  development,  1101,  1322 
Inspection,  1116,  1121,  1125 
Joint  filling,  1126-1129 

Application  of  cement  grout,  1127 

Dampening  brick,  1129 

Erroneous  practices,  1128,  1129 

Nat.  Paving  Brick  Mnfrs.  Assn. 
method,  1127,  1128 
Laying  the  brick,  1124,  1125 

Flat  side,  1125 

Inspection,  1125 
Life,  1343,  1364 
Maintenance,  1144-1146 

Bituminous-filled,  1145 

Cost,  1103,  1388 

Expansion  joints,  1145 

Pavement  openings,  1145 

Removing  and  cleaning  by  com- 
pressed air,  1145,  1146 
Properties  valuated,  1360-1364 
Rolling  the  brick,  1126 
Sand-cement  bed,  on,  1136 
Sand  cushion,  on,  1132-1136 
Specifications,  brick,  1116-1122,  1132 
Specifications,  construction 

Am.  Soc  C.  E.  conclusions,  1131 

Am.  Soc  Mun.  Imp.,  1132-1136 

Nat.  Paving  Brick  Mnfrs.  Assn.', 
1136,  1137 
Tractive  resistance,  1103,  1345 
Traffic  suitability,  1354-1357 
Use,  1102 

Vitrified  cube  paving,  1144 
Brick  rattler 

Abrasive  charges,  1118,  1119 
Construction,  1117,  1118 
Operation,  1119,  1120 
Tests 

Am.  Soc.  Mun.  Imp.  method. 
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Brick  rattler,  ConL 
Teste,  Coni. 

Am.  Soc.  Test.  Mat.  method,  1116- 
1122 

Individual  brick,  1113,  1114 

Reports,  1120 
Brick  walks 
Construction,  1875, 1376 

Specification*,  Boston,  1376 
Cost,  1369,  1376,  1377 
Bridges 
Definition,  5 
See  Highway  bridges 
British  1909  Town  Planning  Act,  374 
Brittleness  test,  881 
Broken  stone 
Abrasion  test,  659,  560 
Absorption  test,  559 
Amounts  per  square  yard,  577,  578 
Ballast,  1299 
Bituminous  aggregates 

Analyses,  869,  863,  865 

Inspection,  962,  964 

Physical  properties,  858-861,  961 

Sampling,  965 

Specifications,  866-871,  967,  969 
Bituminous  macadam  pavements 

Physical  properties,  806,  807 

Specifications,  808-810 
Broken  stone  roads 

Physical  properties,  656-568 

Specifications,  669-571 
Cementation  test,  560,  561 
Compaction  in  rolling,  678 
Cost  per  square  and  cubic  yard,  587 
Crusher  products 

Composition,  567 

Variations,  668 
Crushing,  572-575 
Data  for  records,  1334 
Hardness  test,  563 
Hauling,  576 

Cost,  586,  587 
Limiting  test  values,  666 
Mechanical  analyses,  524,  525 
Payment  per  cubic  yard  and  ton,  588 
Quarrying  rock,  572-575 
Results  of  tests  on,  563-665,  567 
Sampling,  555,  557 
Screening,  572-675 
Service  tests,  557 
Settlement  in  wagons,  576 
Sizes  for  roads,  566-671 
Specifications 

Am.  Soc.  C.  E.,  569 

Am.  Soc.  Mun.  Imp.,  569 

Am.  Soc.  Test.  Mat.,  569 
ritiah  Eng.  Standards  Com.,  570 
i.  Soc.  C.  E.,  569,  670 
e  Highway  Testing  Engrs. 
rnf.,  571 


Broken  stone,  ConL 
Specific  gravity  tests 

Coarse  aggregates,  557,  558 

Stone  screenings  558 
Tests  for,  555,  557-566 
Tons  per  mile  of  roadway,  588 
Voids,  101,  526,  526 
Weight,  101, 102 

Loads,  578 
Broken  stone  foundations,  471,80* 

820,  942 
Brick  pavements,  1108 
Cement-concrete  n,  472 
Construction  time  allowance,  1S6S 
Specifications,  470-472,  580-^584 
Broken  stone  roads,  553-594 
Annual  cost,  1353, 1364 
Applying  screenings,  578-580 
Bibliography,  593,  594 
Binder,  amount  of,  579 
Bituminous  surfaces,  767-798 
Broken  stone,  555-575 

Cost  data,  587 

Crusher  products,  567,  568 

Crushing,  572-675 

Hauling,  576,  586,  587 

Sampling,  555,  557 

Screening,  572-675 

SJaes,  566-571 

Specifications,  569-671 

Tests,  555,  567-566 

Voids,  101,  525,  526 

Weight,  101,  102,  578 
Construction 

Cost  data,  585-690 

111.  State  Highway  Dept.  metrec- 
tions,  579,  680 

Time  allowances  for,  ISO,  1564 
Cross  sections,  676 
Crowns,  654,  556,  676 
Dust  prevention,  747-764 
Early  methods,  comparison  of,  554 
Favorableness  to  travel,  1S48 
Foundations,  564 

Specifications,  470-472,  580-684 
Grade,  maximum,  1847 
Historical  development,  553, 1322 
Life,  1364 
Maintenance,  590-692 

Causes  of  wear,  590,  591 

Cost  data,  692,  1339,  U52, 1358 

Interstitial  wear,  691 

Repairs,  591,  592 

Resurfacing,  592 
McAdam's  method,  659 
Properties  valuated,  1361-1264 
Quarrying  rock,  572-575 
Rocks  for  road  metal,  655 

Essential  properties,  555 

Tests,  556-667 
Rolling,  578 
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>soen  stone  roads,  ConL 

tolling,  ConL 
Compaction,  578 

Maces  of  broken  stone,  666-671 

Specifications,  broken  stone,  569-671 

Specifications,  construction 
Am.  Soc.  Mun.  Imp.,  580,  581 
AKasa.  Highway  Comm.,  581,  682 
1ST.  Y.  State  Highway  Comm.,  582 
Road  Board  of  England,  584,  585 

Subcrust  movements,  466,  467,  591 

Subgrades,  554,  576 

Suitability,  808,  1350,  1361 

r«lf  ord's  method,  654 

rhiekness  of  courses,  677 
Regulating,  577 

Tonnage  life,  1339 

Tractive  resistance,  1108, 1846 

Traffic  suitability,  1354-1359 

Treaaguet's  method,  563,  564 

Wear,  591,  1349,  1850 

token  stone  walks,  1382 

Coat,  1369 

tooldyiL,  H.  T. 

Pavement  opening  practice,  1811- 
1313 

Specifications 

Asphalt  block  pavements,  988 

Nicholson  pavement,  1025 

Stone  block  pavements,  1073, 1082 

Stone  crosswalks,  1097 

Wood  block  pavements,  1046, 1047 

ifOOlllS 

Machine,  1230, 1281 
Reservoir,  778 
trash,  definition,  5 
trash  scythe,  432 
tack  scraper,  434, 435 
landings 
Arrangement  in  lots,  404-406 
American  practice,  406 
Foreign  practice,  406,  406 
Business  and  industrial  sites,  370 
Height  limitations,  406-409 
American  practice,  407-409 
Foreign  practice,  407 
Legal  restrictions,  406,  407 
New  York  City,  408,  409 
lines,  403,  404 
Location 

Topography,  effect  of,  366 
Public 
Definition,  883,  384 
Grouping,  384 
Location  of ,  883-386 
Secondary,  384,  885 
Street  lines,  within,  1508 
Zoning,  412-416 
Banting  point  test,  713,  714 

Value  of,  713,  714 
Sash  hooks,  432 


By-pass  road,  389 
Definition,  5 


Calcite,  89 
Calcium  chloride 
Action  on  roadway,  753,  764 
Application 

Cost  data,  754,  765 

Dry  method,  754,  756 

Wet  method,  764,  755 
Cost,  755 

Description  of,  763 
Solutions,  data  relative  to,  764 

Freezing  point,  768,  764 

Mixing,  755 
Calculus,  applications  of,  40-46 
Areas,  45 

Center  of  gravity,  49-61 
Curvature,  42 

Radius  of,  42 
Functions,  40,  43,  44 

Algebraic,  48,  44 

Explicit,  40 

Implicit,  40 

Trigonometric,  44 
Geometric  derivatives,  41 

Curves,  41 

Normal,  41 

Subnormal,  41 

Subtangent,  41 

Tangent,  41     * 
Integration,  43-45 

Algebraic  functions,  48,  44 

Constant  of,  44,  45 

Trigonometric  functions,  44 
Madaurin's  formula,  43 
Maxima,  41,  42 
Minima,  41,  42 
Moment  of  inertia,  49-61 
Points  of  inflection,  42 
Rates,  42 

Taylor's  formula,  43 
California  asphalt 
Asphalt  cement  analysis,  646 
Asphalt  cement  specifications 

Asphaltic  concrete  pavements,  874, 
878-880 

Asphaltic  macadam  pavements,  813 
California  Highway  Commission 
Road  classification,  334,  835 
Topeka  pavement  specifications,  907 
Calorific  analysis 
Ashes,  1244,  1245 
Rubbish,  1246,  1247 
Camber,  bridge 
Definition,  5 
Trusses,  1428,  1429 
Camber,  road 
See  Cross-sections 
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Camel-back  truss  bridges 
Panel,  depth  and  length,  1399 
Span  lengths,  1399 
Stress  computation,  1423, 1424 
See  Highway  bridges 
Canadian  Geological  Surrey,  maps, 

134 
Canadian  Society  of  Civil  Engineers 
Broken  stone  specifications,  669 
Gravel  specifications,  628 
Cap,  definition,  6 
Carbenes,  determination  of,  728 

Value  of,  728,  729 
Carbon  disulphide,  721 
Carbon  tetrachloride,  728 
Carpets 
Asphaltic  oil  on  gravel  roads,  784 
Bituminous,  768 
Brick  pavements,  1146 
Cement-concrete  pavements,  1205- 

1207 
limitations  of  use,  769-771 
Maintenance,  794-798 
Oil,  specifications,  789 
Sand  and  oil  layer  method,  784,  785 
Specifications,  789,  790 
Carpeting  mediums 
Definition,  5 
Materials  used  for,  612 
Oil  specifications,  776,  777 
Refined  tar,  681,  682 

Analyses,  682 
Residuals,  644,  646* 
Analyses,  645 

Physical  properties,  644,  646 
Use,  644 
Tar  specifications,  773-778 
Testing 
See  Bituminous  mit— iflfr» 
Carriageway,  definition,  5 
Car  tracks 
Am.  Electric  Ry.  Eng.  Assn.  stand- 
ards, 1297-1301 
Ballast,  1298,  1299 
Broken  stone,  1299 
Cement-concrete,  1299 
Gravel,  1299 
Bibliography,  1316-1318 
Brick  paving  adjacent  rails,  1141 
Car  weights,  1298 
Construction,  1286-1301 
American  practice,  1287-1294 
European  practice,  1294-1297 
Railroad  companies'  standpoint, 
1297-1301 
Design,  1277,  1278 
Effect  on  roadway  durability,  1326 
Effect  on  roadway  widths,  850 
*  rs,  1301 

K  for  rails,  1291,  1292 

:hiae  requirements,  1279-1282 


Car  tracks,  ConL 

Franchise  requirements,  CemL 
American  practice,  1279-1281 
European  practice,  1281, 1282 
Life,  1279 
Payment,  1279 
Ideal  form  of  construction,  1278 
Joints,  1286,  1287, 1300 
Location,  1282-1284 
Center  of  roadway,  1283,  1284 
Side  of  roadway.  1282, 1288 
Sidewalk  space,  1282 
Pavements  adjacent  rails,  1141 
Am.  Electric  Ry.  Eng. 

elusions,  1300 
Am.  Soc  C.  E. 
Rails,  1284-1286 
Am.  Electric  Ry.  Eng. 
elusions,  1299, 1300 
Development  of  types,  1284.  1286 
Grooved  side-bearing.  1285. 1286 
Life,  1286 
Loads  carried,  1284 
Removable  beads,  1286 
Reversible,  1286 
Side-bearing,  1286 
Ties,  American  practice,  1287-1291 
Traffic  on,  1277 
Vehicular  use  of,  1278 
Carts,  438 

See  Wagons 
Castings,  78 

Specifications,  78 
Cast  iron,  76-78 
Composition,  76 
Corrosion,  77 
Manufacture,  76 
Preservation,  .1470-1478 
Specifications,  78 
Cast  iron  pipe  culverts,  1461 
Catchment  area,  definition,  6 
Catch-basins,  463-466 
Cleaning,  1227,  1228 
Mechanical  methods,  1228 
Muck  pan,  1228 
Specifications,  Pittsburgh,  465 
Catchpit,  definition,  6 
Causeway,  definition,  5 
Cedar,  81,  82 
Weight,  82 
Working  stresses,  81 
Cedar  block  pavements,  1822 
Cellular,  definition,  5 
Cement,  57-67 
Data  for  records,  1384 
Definition,  5 
Lime 
Common,  58 
Hydraulic,  68 
Manufacture,  69 
Natural,  57,  68,  69 
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Cont. 
Portland,  57,  58,  59 
Pusxolan,  57,  58,  58 
rata,  59-67 

Am.  Soc.  Test.  Mat.  methods,  62-66 
mentation  test 
Limiting  values,  666 
Hock,  slag  and  gravel  powders 

Am.  Soc.  C  E.  method,  660 
ment-concrete,  67-71 


Coarse,  68,  72 

Fine,  68,  72 
SaUaat,  1299 
Searing  strength,  73 
Mnding  strength,  74 
Compressive  strength,  73 
Definition,  5 
failures,  causes  of,  67,  68 
freezing,  71 
toperviousness,  70,  71 
Materials,  67-69,  72 
fixing 

Hand,  69,  477 

Machine.  69,  1167-1171 
Modulus  of  elasticity,  74 
Placing.  69,  70 
Proportioning,  68,  69,  72 
Reinforced.  71-76 
Shearing  strength,  73 
Shrinkage,  72 
Strength,  78,  74 
rension  strength,  diagonal,  78 
rransporting,  69,  70 
Pater.  69 

ment-concrete  cube  pavement,  1188 
■tent-concrete  curb 
Brick  pavements,  for,  1107,  1108 
Construction,  1385 
Coat,  1383 
Dimensions,  1885 
Expansion  joints,  1386, 1386 
Protected,  1385.  1386 
Specifications,  Pittsburgh,  1386 
ment-concrete  curb  and  gutter 
Construction,  1386, 1887 
Cost,  1387 
forma,  1S87 

ment-concrete  edgings,  857,  1108 
ment-concrete  foundations 
bituminous  concrete  ra,  473,  474 
bituminous  macadam  pavements,  for, 

805,825 
3 rick  pavements,  for,  1107 
Broken  stone  •*,  472 
Construction,  70,  475 

Organisation  for,  1095 

Time  allowance  for,  1563 
economies,  1167, 1158 
21d  concrete  pavements  as,  1167 
Paint  coats,  982 


Cement-concrete  foundations,  Cant. 
Reinforced.  476 
Sheet-Asphalt  pavements,  for,  943, 

944 
Specifications,  Penn.  State  Highway 

Dept.,  475-477 
Thickness,  467,  468,  475 
Cement-concrete  guard  rails,  1464 
Cement-concrete  mixers 
Batch  type,  69,  476,  1167-1169 
Continuous  type,  69 
Operation,  1168-1171 
Cement-concrete  pavements,  1151- 
1211 
Acceptability,  1156 
Aggregates 

Broken  stone,  1163, 1164 

Coarse,  1163,  1164 

Fine.  1163,  1164 

Gravel,  1163, 1164 

Nat.  Conf.  Concrete  Road  Building 
conclusions,  1163,  1164 

Slag.  1163 
Annual  cost,  1358,  1354 
Bibliography,  1211-1214 
Bituminous  carpets,  1205-1207 

Characteristics,  1205,  1206 

Destruction  of  adhesion,  1206,  1207 

Nat.  Conf.  Concrete  Road  Building 
conclusions,  1207 

Thickness,  1206 
Blome  granitoid,  1204 
Cement-con  Crete  cubes,  1208 
Cement-concrete 

Density,  1166 

Hydrated  lime,  effect  of,  1165, 1166 

Proportions,  1164-1167 

Proportions,  Nat.  Conf.  Road 
Building  conclusions,  1166,  1167 

Sampling,  1171,  1172 
Characteristics,  1153-1158 
Cleanliness,  1166 
Construction 

Belt,  use  of,  1181 

Cost  data,  1199-1201 

Curing,  1182 

Depositing  concrete,  1180 

Equipment,  1178 

Nat.  Conf.  Concrete  Road  Building 
recommendations,  1180, 1181 

One-course  work,  1179 

Rolling,  1181,  1182 

Strike-board,  use  of,  1180,  1181 

Two-course  work,  1179-1181 
Cost  data,  1153,  1199-1201, 1336 
Crowns,  1160-1162 

Nat.  Conf.  Concrete  Road  Building 
conclusions,  1161,  1162 
Definition,  6 

Deterioration,  nature  of,  1343 
Development,  1822 
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Cement-concrete  pavements,  Cord. 
Durability,  1164-1166 
Economic  comparison  with  concrete 

foundations,  1157, 1168 
Expaasion-contraction  joints,  1182 

Distance  apart,  1188 

Nat.  Conf .  Concrete  Road  Building 
conclusions,  1188 

Omission,  1188 

Penn.  State  Highway  Dept.  prac- 
tice, 1188 
FavoraMeness  to  traveL  1166,  1157 
Foundations,  at  future,  1157, 1168 
Grades 

Maximum,  1847 

Nat.  Conf.  Concrete  Road  Building 
conclusions,  1162 
Hmiatm,  1202,  1208 

Advantages,  1202 

Specifications,  1208 
Highway  bridge  floors,  1488 
Historical  development 

BeUefontaine,  Ohio.  1151, 1162 

United  States,  1162 

Wayne  County,  Mien.,  1162 
Life,  1848,  1864 
Maintenance,  1207-1211 

Conn.  State  Highway  Comm.  prac- 
tice, 1209, 1210 

Cost  data,  1209-1211, 1338, 1889 

Difficulties  of  repairing,  1165 

Edges,  1208 

111.  Highway  Comm.  coat,  1210 

Joints,  1208 

Milwaukee  County  Highway 
Comm.,  cost,  1211 

Resurfacing,  1208, 1209 
Mixing  cement-concrete,  1167-1171 

Consistency,  1169, 1170 

Duration  of  mixing,  1168-1171 

Mixer,  1167,  1168 

Nat.  Conf.  Concrete  Road  Building 
conclusions,  1167-1170 

Rate  of  mixing,  1168, 1169 

Tests,  1170,  1171 
Oil-cement,  1203,  1204 
Organisations  for  construction 

HI.  State  Highway  Comm.,  1178 

Milwaukee  County  Highway 
Commrs.,  1179 

Penn.  State  Highway  Dept.,  1178 
Properties  valuated,  1361-1364 
Reinforced,  1184-1186 

Nat.  Conf.  Concrete  Road  Building 
conclusions,  1184, 1185 

Settlement,  1185 
Reinforcement  specifications,  1186 
Sanitariness,  1156 
Shoulders,  1159,  1160 
"lipperiness,  1156 

educations,  aggregates,  1175-1177 


Cement-concrete  pavements,  CmL 
Specifications,  aggregates,  ComL 
Nat.  Conf.   Concrete   Road 
ing,  1175,  1176 
Specifications  for  mixed  pavements 
Fundamental  princqdesv  Nat.  CstL 
Concrete  Road  Building,  1186- 
1190 
One-course,  Am.  Soe.  Man.  Ib*v 

1196-1198 
One-course  far  alleys.  Am.  Cocao 

Inst..  1196 
One-course  for  roads.  Am.  Ceaoe* 

Inst..  1190-1194 
One-course  for  streets*  Am.  Coses* 

Inst..  1194.  1135 
Two-course.  Am.  Soe.  Mun.  bao~ 
*     1198,  1199 

Two-course  for  streets,  Am.  Con- 
crete Inst..  1195.  1196 
Steel  reinforcing  rods,  specification 
State  Highway  Testing  Engrs> 
Conf.,  1186 
Subgrade,  1158,  1159 
Nat.  Conf.  Concrete  Road  BuAejBf 
recommendations,  1158, 1159 
Tests,  1171-1175 
Compression,  1172 
Friction  on  subgrade*.  1174, 1175 
Rattler,  1172-1174 
State  Highway  Testing  Eagre. 
Conf.  method,  1171,  1172 
Thickness,  Nat.  Coal.  Concrete  Road 

Building  conditions,  1162 
Tractive  resistance,  1156 
Traffic  suitability.  1854-1357 
Vibrolithic,  1204 
Cement-concrete  piles,  1462 
Cement-concrete  pipe  culverts,  1452 
Cement-concrete  structures 

Prevention  of  electrolysis,  1475-1477 
Cement-concrete  walks 
Alleys,  for,  1372 
Cement-concrete 
Coarse  aggregate,  1370 
Fine  aggregate,  1370 
Specifications,  Assn.  Standanfisag 
Paving  Specification*.  1370 
Coloring  matter,  1372,  1373 
Construction,  1370,  1371 
Cost,  1369, 1375 
Driveway  crossings,  for,  1372 
Essential  features,  1370 
Expansion  joints,  1372 

Specifications,  St.  Louis,  1374 
Failures,  1873 
Forms,  1370 
Foundation*  1370 
Freezing,  1372 
Joints,  1871, 1372 
Plates,  1373, 1374 
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mcmt-concrete  walks,  ConL 
Protection,  1873 

i,  187S 
Pittsburgh,  1874 
.  1371 
faults,  over,  1378 
ment  grout  fillers 
3  rick  pavement*,  1126-1129 

Specifications,  1136 
tMsmdvantages,  1048,  1081, 1082 
Stone  block  pavements,  1081,  1082 

Specifications,  1082,  1085, 1091 
Wood  block  pavements,  1048 
denting  test,  asphalt  cement,  881 
snent  gun,  definition,  6 
rment  wash,  definition,  6 


3mm  Traffic  census 

mter  of  gravity 

Integrals,  49 

See  Geometric  figures 

mtroid,49 

vtifled  checks,  1661, 1562 

■annels,  definition,  6 

bats,  definition,  6 

hart,  89 

Definition,  6 

Results  of  tests  on,  664 

how  ductility  machine,  708,  709 

hicago 

Pipe  galleries,  1808-1306 

Specifications 

Creosote  oil  preservative,  1036 
Stone  block  pavements,  1074,  1078 
Wood  block  pavements,  1046-1048 
hip  pavement,  definition,  6 
hips,  definition,  6 
Uorite,89 

bord  lengths,  tables,  229,  286-280 
tarda,  bridge 

Cost,  1401 

Design,  1426, 1427 
Sncinnati,  Ohio 

Pavement  opening  practice,  1808 
Sadar  walks 

Construction,  1361 

Cost,  1881, 1882 
Xnders,  definition,  6 
Srcles 

Area,  29 

Circumference,  29 

Equations,  85 

Normal  to,  36 

Sector,  area,  29 

segment,  area,  29 

Tangent  to,  85, 36 

Assessments  for  improvements 
General,  1489 
Local,  1489 
Special,  1488 


City,  Cont. 
Classification  of  pavements,  1489 
Financing  highway  improvements, 
1487-1490 

Boulevards,  1490 

Business  streets,  1490 

Parkways,  1490 
City  planning,  868-416 
Arterial  street  system,  866-869 

Areas  between  streets,  867,  868 

Connecting  streets,  367 

Parkways,  367 

Permanence,  369 

Traffic  thorof ares,  -866,  867 
Bibliography,  416-418 
Block  dimensions,  879-881 

Manufacturing  districts,  881,  882 

Residential  districts,  880,  881 
Buildings,  404-409 

Arrangement  in  lots,  404-406 

Height  limitations,  406-409 
Encroachments  on  streets,  402,  408 
Environs,  influence  of,  874,  376 

British  Town  Planning  Act,  874 

Outlying  parks,  375 

Trunk  highways,  widths,  875 
Evolution  of  large  cities,  364 
Fundamental  principles,  368,  364 
Isles  of  safety,  400,  401 
Lot  dimensions,  879-881 
Motor  vehicle,  effect  of,  401,  402 
New  cities,  864 
Park  areas,  382,  383 

Acquirement  before  growth,  888 

Connecting  parkways,  882,  888 

Neighborhood,  383 

Population  per  acre  of,  383 

Selection  of,  882 
Private  developments,  control  of 

Legislation,  886,  887 

Private  street  systems,  885,  886 

Real  estate  operators,  885 
PubHc  buildings,  866,  883-386 

Definition,  888,  884 

Grouping,  384 

Secondary,  384,  386 
Residential  streets,  375-879 

Alignment,  876 

Classification,  376,  376 

Cost  of  lots,  influence  of,  877 

Parkways,  376 

Plans  for  triangular  areas,  879 
Roadway  widths,  394,  395 
Secondary  traffic  streets,  369-371 

Arterial  system,  relation  to,  370 

Building  sites,  870,  871 

Grades,  370 

Widths,  870 
Set-back  restrictions,  403,  404 
Sidewalk  widths,  396 
Street  classification,  1864 
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City  planning,  ConL 
Street  deafen,  887-897 

Alignment,  888-890 

Grade*  888,  890 

Intersections,  390-898 

Roadway  widths,  894,  896 

Sidewalk  widths,  395 

Subdivision  of  streets,  896-897 

Widths,  870,  887,  888 
Terminate,  access  to,  873,  874 

American  practice,  378,  874 

Foreign  practice  373 

Railway  and  shipping,  373 

Street  transportation  costs,  874 
Topography,  influence  of,  866,  866 

Grades,  866,  866 

HUs*Vles,866 

Public  buildings,  location,  866 

Ravines,  866 
Traffic  regulations,  897-400 
Transit  in  streets,  371-873 

Cost,  872 

Development,  371 

Elevated  railways,  871,  372 

Railways  in  open  cuts,  872 

Subways,  871,  872 

Surf ace  railways,  878 
Use  of  property,  restrictions 

American  practice,  410-412 

Foreign  practice,  409,  410 

New  York  restrictions,  410-412 
Wide  streets,  subdivision,  896-897 
Zoning,  412-416 

New  York  plan,  412-416 
Civil  service 
Planning  organisations,  effect  on* 
1622-1624 
days,  98,  106, 106 
Binder  in  sand-day,  487,  488 
Classification,  107 
Composition,  106 
Content  in  gravels,  622,  628,  628, 

640-642 
Definitions,  6,  496 
Description,  469 

Distribution  thruout  U.  S.,  128-184 
Excavation,  cost,  446 
Excess  in  sand-day,  494 
Expansion,  487 

Mixed  with  asphalt  cement,  917 
Occurrence,  107 
Plastidty,  488 
Porosity,  118 
Recognition  of,  107 

Safe  bearing  power,  466,  469,  486, 1469 
Shrinkage,  487 
.<aM«a  122 

1  sand-day  roads,  608-606 
106,107 
ted,  107 
106 


Clearing,  419-421 
Cost,  420,  421 

Specifications,  446,  447,  449 
Am.  Ry.  Eng.  Assn.,  420 
Tools  for,  420 
Cleveland,  Ohio 
Bituminous  ungraded  mixed 

■manfijimrtnn     ftftft 

qwauciuou,  ooo 
Stone  block  pavement 
1074,  1078.  1084 
Cleveland  oil  tester,  712 
Clinkers,  definition,  6 
Coal-gas  plant,  664,  666 
Coal  tars 
Coal-gas  plant,  664,  666 
Creosoting  ous,  686 
Analysis,  686 
6 


Composition,  611 

Formation,  662-664 
Manufacture  of,  664,  666,  670-672 
Production,  667-669 
Products  imported,  677 
Retorts 

Horizontal,  671,  672 

Inclined,  671,  672 

Vertical,  671,  672 
Storage,  669 


Sat  Tar  cements 
Cobblestone  gutters 
Construction,  1890 
.  Cost,  1388, 1390 
Specifications,  R.  I.  State  Board  of 
Public  Roads,  1390 
Cobblestone  pavements 
Qeeiimg,  cost,  1844 
Historical  development,  1322 
Coeffident  of  expansion 
Bituminous  materials 
Basis  of  determination,  696, 696 
Petroleums,  626 
Specific  gravity  method,  695 
Value  of  determination,  697,  €88 
Volume  and  temperature  relatfcs* 
•  698 

Volume  method,  696,  697 
Coffer-dams,  construction,  1462, 14** 
Coke-oven  tar 
Constituents  of,  673 
Creosoting  oils,  686,  686 

Analyses,  686,  686 
Definition,  6 

Free  carbon  content,  672, 673 
Manufacture,  672,  673 
Production,  667-669 
Storage,  669 
Transportation,  669 
Sat  Tar  cements 
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*U*r,  French,  165-167 
Election  vehicles  for  waste 
Description,  1280 
Identification,  1281 
Painting,  1231 
olloidal,  definition,  6 
oltunbus,  Ohio 
Drain  pipe  specifications,  469 
Vitrified  pipe  specifications,  469 
olujnns,  64,  66,  73 
Long,  64,  66 
Reinforced  concrete,  73,  74-76 

Design  formulas,  74,  76 
Short,  64 
Stream,  64,  66 

Euler'a  formula,  66 

Rjutldne's  formula,  66 

Straight  line  formula,  6€ 
Wooden,  1429 

lominissions,  disadvantages  of,  1626 
tomparisons  of  roads  and  pavements 
Annual  coat,  1839, 1340,  1368, 1364 
Bibliography,  1366, 1366 
Characteristics  of  ideal  roadway,  1326 

Cheapness,  1825 

Durability,  1826-1828 

Ease  of  maintenance,  1329 

Easiness  of  cleaning,  1828 

Favarableness  to  travel,  1829 

Non-alipperineas,  1828 

Resistance  to  traffic,  1328,  1829 

Sanitariness,  1329, 1830 
Claasificatkm  baaed  on  traffic,  1854- 

1869 
Cleaning,  coat  of,  1288 
Durability,  1103,  1340-1348 
Easiness  of  cleaning,  1344, 1346 
Favorabkmess  to  travel,  1106, 1848 

Investigations,  1348 
First  coat,  1336-1887, 1862 
Grades,  maximum,  1847 
History  cards,  1380-1386 

Forma,  1381-1886 

Value  of,  1882, 1888 
Life.  1841-1343 

Maintenance  cost,  1887-1339, 1352 
Notselessneas,  1105 
Pavements 

Annual  cost,  1839, 1840 

Cleaning,  cost  of,  1288 

Durability,  1103,  1340-1843 

Easiness  of  cleaning,  1344,  1845 

Favorableness  to  travel,  1106,  1848 

life,  1341-1343 

Reconstruction  required,  economic 
test,  1341 

Resistance  to  traffic,  1106, 1846 

Sanitariness,  1104,  1848 

SUpperiness,  1104,  1846 
Properties  valuated,  1360-1364 

Blanchard's  method,  1862, 1868 


Comparisons  of  roads  and  pavements,  * 
ConL 
Properties  valuated,  Cont. 
Canadian  engineers'  method,  1368 
Crosby's  method,  1361, 1862 
Fixmer's  method,  1864 
Forest  Service,  U.  S.  Dept.  Agr. 

method,  1368 
Tillson's  method,  1860, 1861 
Reconstruction  required,  economic 

test,  1341 
Resistance  to  traffic,  1108, 1106,  1345 
Roads 
Annual  cost,  1368,  1864 
First  cost,  1862 
Maintenance  cost,  1352, 1868 
Suitability,  I860,  1363 
Wear,  1349,  1360 
Sanitariness,  1104,  1229, 1348 
SUpperiness,  1104,  1346 

Experiments,  1346, 1847 
Suitability,  1360, 1351,  1368 
Wear,  1849,  1360 
Measuring  apparatus,  1851 
Compass,  194 

Azimuth,  determination  of,  214,  215 
Composite  paving,  definition,  6 
Compound  curves,  221-224 
Compressed  asphalts,  definition,  6 
Compressed  marsh  grass  pavement, 

1320 
Compression,  62 

Axial,  52,  58 
Computations 
Filing,  821 
Indexing,  821 
Concrete 
See  Bituminous  concrete 
See  Cement-concrete 
See  Reinforced  concrete 
Conduits 

See  Pipe  galleries 
Cones,  30,  81 
Center  of  gravity,  50 
Frustum,  31 
Area,  lateral  surface,  81 
Volume,  31 
Moment  of  inertia,  50 
Right  circular,  30 
Area,  lateral  surface,  30 
Volume,  30,  31 
Volume,  30,  31,  50 
Conglomerates,  98 
Distribution  turnout  U.  S.,  128-134 
Porosity,  118 
Connecticut  State  Highway  Depart- 
ment 
Bituminous  carpets  on  gravel  roads 
Construction,  784 
Patching,  794 
Reconstruction,  797 


1604       Con 


Index 


Ore 


Connecticut  State  Highway  Dept.,  Coni. 
Cement-concrete  pavement  mainte- 
nance, 1209,  1210 
Gravel  road  specifications,  644 
Hone  or  planer,  797 
Consistency,  definition,  6 
Contour 

Definition,  6,  284 
Leveling,  284,  286 
Levels,  284 
Mapping,  298 
Contract  procedure,  1667-1670 
Advertisements,  1668,  1660.  1666 

Governing  conditions,  1660 

Preparation  of  schedule,  1666 

Publications  used  for,  1666 
Bids 

Low,  1667 

Rejection,  1668 

Schedule,  1667 
Certified  checks,  1661,  1668 
Contractor,  notice  to,  1668,  1669 
Contracts 

Award,  1668 

Classification,  1667 

Completion,  1570 

Damages,  1576 

Execution,  1568 

Files,  1668 

Ledger,  1567 

Records,  1658,  1569 

Violation,  1576 
Final  estimates,  1570 
Operating  equipment,  1667,  1668 
Operating  instructions,  1670 
Payments,  1576,  1577 
Philadelphia  system,  1557-1570 
Proposals,  1560-1567 

Bid  forms,  1566 

Construction,  time  allowances, 
1563-1566 

Distribution  of  forms,  1566 

Equipment,  1560,  1561 

Grading  capacities,  1562 

Preparation,  1561,  1562 

Submission,  1567 
Purpose,  1557 
Reports 

Division  engineers,  1569 

Inspectors,  1569,  1570 
Subsurface  work,  1566,  1567 
Time  limits,  1576 
Contracts 
Award,  1568 
Classification,  1557 
Damages,  1576 
Ledger,  1567 
Payments,  1676, 1677 
"'  ^tion,  1676 

ntract  procedure 
definition,  7 


Corduroy  road,  definition,  7 
Correspondence  procedure 
Answering,  1650, 1661 
Filing,  1551, 1562 
Operation,  1548-1563 
Organization,  1548 
Philadelphia  practice,  1648-1653 
Purpose,  1547,  1548 
Receiving  and  routing,  1649, 1550 
Routing  chart,  1549 
Service  complaints,  1562 
Tickler  file,  1562,  1663 
Corrosion  of  metals,  77 
Causes,  1469,  1470 
Water  and  impurities,  1470 
Corrugated  bar,  definition,  7 
Corrugated  metal  culverts,  1451 
Cosines,  natural,  tables,  826,  326 
Cost  records 
Information  obtained  from,  1536 
Maintenance  work,  1537-1643 
Chargeable  to  various  funds.  1537 
Forms,  1587-1589 
Symbols,  1539.  1540 
Md.  State  Roads  Comm.  system 
Administration  and  legal,  1644 
Charts,  1543,  1546 
Construction,  1544,  1546 
Engineering,  1544 
Equipment,  1546 
Maintenance,  1544,  1546 
Preliminary,  1544,  1546 
Reconstruction.  1644,  1646 
Segregation  of  items,  1647 
Philadelphia  system 

Highway  block  record.  1642 
Instructions,  1540-1543 
Material  issue  orders,  1640, 1541 
Material  sheets,  1641, 1542 
Measurements,  1543 
Progress  sheets,  1541, 1642 
Route  sheets,  1540,  1541 
Symbols,  1540, 1641 
Street  cleaning,  1237-1239 
Time  sheets,  1641,  1642 
Value,  1332,  1333,  1635,  1636 
Cotangents,  natural,  tables,  327,  828 
County  highway  department 
Civil  service  regulations,  1624 
Scope  and  character  of  work,  1518 
Set  Administration  of  highway  depart- 
ments 
Set  Organisation  of  highway  depart- 
ments 
Cracking  of  bituminous  materials,  CIS 
Creosoting,  79,  80 
Creosoting  oils 
Characteristics,  684-687 
Classification,  688,  684 
Coal  Tar,  686 
Analysis,  686 
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■aoting  crib,  Cont. 
^efficient  of  expansion  698 
tar,  685,  686 

685,686 
'  distillation  test,  719 
leAnition,  7 
[anui aeture,  684 
pacifications,  preservative* 
Coal  tar  distillate  oil,  1048 
Coal  tar  paving  oil,  1048 
Water-gas  tar,  1043 
dlatillate,  686,  686 
nalyses,  685 

residues,  containing,  686 
Analyses,  686 
Tatar-gas  tar,  686 
Analyses,  686 
Food  block  preservatives 
Coal  tar,  1036, 1036 
Essential  qualities,  1036 
Water-gas  tar,  1086 


computing,  808,  809 
Sroken  stone  roads,  676 
Sarth  roads,  484,  485 
Sravel  roads,  535-537 
LAveUng,  282 
slapping,  297,  298 
Blue-prints,  298 
Paper  used,  297,  298 
298 


Spoci  ftcations,  construction 

Brooklyn,  N.  Y.,  1097 

Glasgow,  1098 

Liverpool,  1097, 1098 

London,  1097 
Stone  block  pavements,  1077, 1078 


Broken  stone  loads,  554,  555 
Cement-concrete  pavements,  1160-1162 
Curbs  at  different  elevations,  307 
Dare's  formula,  307 
Definition,  7 

Different  widths  of  roadway,  1066 
Effect  of  car  tracks,  1067 
Gravel  roads,  521 
MaxiittUin,  461 
Minimum,  461 

Relation  to  gutters,  1066, 1067 
Bosewater*s  formula,  307 
9idewalks,  1368,  1869 
Stone  block  pavements,  1065-1067 
Surf  ace  drainage,  460,  461 
Transverse  slopes,  308 
Warren's  rules,  807 
Wood  block  pavements,  1030, 1081 
rasher,  672 

Cost  of  operation,  674,  675 
Gyratory 
Capacities,  678 


Crusher,  ConL 
Gyratory,  CotU. 
Power  required,  573 
Weights,  573 
Jaw 
Capacities,  573 
Power  required,  573 
Weights,  573 
Crusher  products  of  broken  stone,  567 
Composition,  567 
Specifications,  569-571 
Variations,  568 
Crusher-run,  definition,  7 
Crusher  sand,  definition,  7 
Crushing 
Gravel,  530 
Rock,  672-576 
Crushing  plants,  672-675 
Cost  of  operation,  574,  575 
Gravel,  580 

Products,  variation  in,  567,  568 
Crushing  strength 
Rocks,  results  on,  567 
Test  for  rock  or  slag 
Am.  Soc  C.  E.  method,  563 
Crust,  definition,  7 
Cuban  asphalt 
Fluxed,  657 

Analysis,  657 
Physical  properties,  657 
Refined,  667 
Analysis,  657 
Cubes,  29 
Cement-concrete,  1188 
Vitrified,  1144 

S*e  Parallelopiped,  rectangular 
Cubic  measure,  322 
Cul-de-sac,  878 

Definition,  7 
Culverts 
Bibliography,  1465-1467 
Construction 
Cast  iron  pipe,  1451 
Concrete  prpe,  1462 
Corsugated  metal,  1451,  1452 
Reinforced  concrete,  1453,  1454 
Stone  box,  1452 
Timber  box,  1454 
Vitrified  pipe,  1451 
Definition,  7 
Design 
Formulas,  1450, 1461 
Size,  1450 
Embankments,  for,  468 
Hillsides,  on,  463 
Location,  463,  1450 
Painting,  1473 
Cups,  definition,  8 
Curbs 
Bibliography,  1394, 1890 
Bluestone,  1383 
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Curbs,  Coat 
Bluestone,  ConL 
Cost,  1888 


Brick  pavements,  for,  1107, 1106 

Construction,  1886 

Cost,  1383 

Dimensions,  1386 

Brpansion  joints,  1886;  1886 

Protected,  1886,  1886 

Specifications,  Pittsburgh,  1386 
Cement-concrete  curb  and  gutter 

Construction,  1386, 1887 

Cost,  1887 

Forms,  1887 
Corner,  radius,  1882 
Cost,  1883 

Dimensions,  1882, 1888 
Fssftitisl  features,  1882 
Financing  construction,  1606 
Granite,  1882, 1888 

Cost,  1383 

Specifications,  Indianapolis,  Ind., 
1384, 1886 

Manufacture,  1882,  1883 
Limestone,  cost,  1383 
Materials,  1382 
Redwood,  cost,  1388 
Safety,  1382 
Sandstone 

Manufacture,  1888 

Specifications,  Pittsburgh,  1884 
Staking,  288,  280 
Stone,  1382-1386 

Cost,  1888,  1884 

Depth,  1888,  1384 

Setting,  1888,  1884 

Specifications,  1384,  1886 

Stone  blocking,  1884 
Curves 
Arc,  length  of,  222 
Clear  sight  at,  848 
Compound,  228,  226 
Cross  roads,  341,  342 
Definitions,  221 
Degree  of,  222 
Formulas,  221-224 
Location,  224-228 

Offsets  from  chords,  228 

Tangent  offsets,  227,  228 

Transit  and  tape,  224-227 

Parabolic,  227,  228 

Problems,  228 
Mapping,  294 
Parabolic  227,  228 
Radius,  minimum,  149,  842,  848 

Int.  Road.  Cong,  conclusions,  848 
Roadway  crowns,  347,  848 
Simple,  223 
^s,  228-280 
ition,  843 


Curves,  ConL 
Vertical,  156, 167, 305,  S06 
Volumes  on,  814 

Curve  tables,  228-280 
Arc  lengths,  229,  284. 
Chords,  229,  236-280 
Deflections,  229,  234, 
Degree  decimals,  234 


Functions  of  1° 

Mass.  Highway  Coram.,  229. 

236-280 
Radii,  286-280 
Skew  distsnons,  284.  236-280 


Cushions 
Bituminous,  1048,  1124 
Brick  pavements,  1122-1124 

Specifications,  1133, 1186 
Cement  mortar,  1046,  1049,  112s.  101 
Sand,  1046,  1049. 1076,  1089, 110. 

1124,  1188 
Stone  Mock  pavements,  1076 

Specifications,  1089.  1090 
Wood  block  pavements,  1046;  1946 

Specifications,  1048,  1049 
Cot-back  products 
Asphalt  cement,  667.  668 

Analysis,  668 
Definition,  8 
Specifications,  776 
Cylinders,  80 
Center  of  gravity,  60 
Moment  of  inertia,  60 
Right  circular.  80 

Area,  lateral  surfac 

Volume,  80 
Volume,  30,  60 
Cypress,  79-82 
Life,  79 
Weight,  82 
Working  stresses,  81 


Dallas,  Tex.,  mtummous 

ment  specific  stiona,  827,  82$ 
Dandy,  definition,  8 
Danger  signs,  1898, 1894 

Grade  crossings,  1398 

Int.  Road  Congress  symbols,  1393 
Dead  oils,  definition,  8 
Definitions 

See  Terminology,  Highway 
Deflections,  tables,  229,  234, 
Deformed  bars,  definition,  8 
Degree,  decimals  of,  tables.  234 
Degree  of  curve,  221-224 
Dehydrated  tars,  676 

Definition,  8 

See  Tin 
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hydration  of  bituminous  materials, 

618,676 

natty,  49, 51 


847  848 
hilverts,  1460-1461 
trade*,  844-847 

teinf orced  concrete  arch  highway 
bridges,  1440-1449 

walla,  1454-1457 


Alignment,  840-844 
Boundaries,  860-868 
Crowns,  847,  848 
Curves,  842,  848 
Grades,  844-447 
Intersections,  806, 841 
Location,  888-840 
Surface  waters,  868-866 
Traffic  regulations,  866-861 

Widths,  848-860 
Etoad  systems,  882-888 
Roadway  surfacing*,  181-187, 1822- 
1826 

Characteristics  of  ideal,  1826-1880 

History  cards,  1880-1885 
Steel  highway  bridges,  1418-1429 
Streets,  888-897 

Alignment,  888-890 

Grades,  888-890 

Intersections,  890-896 

Roadway  widths,  894-895 

Sidewalk  widths,  896 

Subdivisions,  896-897 

Widths,  887-888 
Street  systems,  866-887 
Widths,  848-850 

(terminator  of  roadway  type,  1828 
etroit,  Mich.,  round  cedar  block  pave- 
ment specifications,  1027 
aval  machine,  669 
fcftbase,  91, 96 
Definition,  8 

Distribution  thruout  U.  S.,  128-184 
Mineral  composition,  96,  566 
Occurrence,  97 

Results  of  tests  on,  564,  566,  567 
Bpedfic  gravity,  96 
Texture,  96 

vaphragm  pumps,  1468 
torite,  91,  94,96 
Definition,  8 

Mineral  composition,  666 
1  KesuUs  of  tests  on,  564 

taction  signs,  1890-1898 
Nataoce  signs,  1890-1898 
Httfflatei 

Dust  layers,  641,  642 

Fluxing  with,  618 

Trettment  of .  616 


Distillation 
Cracking,  615,  616 
Destructive,  616 
Distillates,  treatment  of,  616 
Fractional,  618,  615 
Tar,  676-678 
Distillation  testa 
Creosoters*,  719,  720 
Methods,  717-720 
Value  of,  720 
Distributors 
Factors  governing  selection,  777 
Gravity 

Hand-drawn,  778 

Machines,  778 

Pouring  cans,  778 

Reservoir  brooms,  778 

Tanks,  778 


Flexible  hose,  779 
Hand-drawn,  779 
Machines,  779,  780 
Specifications,  780,  818,  819 
Tanks,  779 
Ditches 

Blasting  sous,  422,  428 

Definition,  8 

Drainage,  451 

Excavation,  specifications,  449 

Side,  461,  462 
*    Slope,  462 
Dolerite,  definition,  8 
Dolomite,  89 

Definition,  8 

Mineral  composition,  666 

Results  of  tests  on,  564,  567 
Dorry  machine,  568 
Double  meridian  distances,  291 
Douglas  fir 

Definitions,  19,  79 

Life,  79 

Weight,  82 

Working  stresses,  81 
Dow  ductility  molds,  708, 709 
Dow  penetrometer,  704, 705 
Dowels,  definition,  8 
Drafting  instruments,  201, 202 

Drawing  tables,  202 

Pantograph,  202 

Planimeter,  201,  202 

Protractors,  201 

Rubber  stamps,  202 

Straight-edges,  201 

Templates,  201 

Triangles,  201 
Drag  scrapers,  484-487,  445 

Buck  scraper,  484,  485 

Comparison  with  wheel  scrapers  and 
wagons,  486,  487 

Cost,  484 

Depreciation,  481 
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Drag  scrapers,  ConL 
Fresno  scraper,  434,  435 
Grading  organisation,  433 
Method  of  operation,  484,  485 
Cost  data,  434,  436,  446 
Drainage,  460-166 
Bibliography,  479-481 
Bituminous  concrete  pavements,  854 

Specifications,  866 
Catch-basins,  463-466 
Definition,  8 
Drain  tile,  451-463 
Specifications,  Am.  Soc  Test.  Mat., 
463-469 
Effection  on  location,  151,  162 
Gravel  roads,  520,  621 
Maintenance,  154 
Sand-day  roads,  501 
Side  ditches,  451,  461,  462 
Side  drains,  451-460 
Specifications,  Am.  Soc.  Mun.  Imp., 

865-857 
Sub-drainage,  119,  120,  451-460 
Surface  drainage,  460-463 
Crowns,  460-461 
Ditches,  461-462 
Gutters,  462-463 
Surface  waters,  353-856 
V-drains.460 
Drains 
Blind,  460 

Number,  determination,  462 
Placing,  463 
Side,  451,  452 
Size,  determination,  452 
Tile,  463-459 
V-drain,  460 
Drain  tile 
Absorption  tests,  454-456 
Freezing  and  thawing  tests,  455-457    • 
Specifications,  Am.  Soc.  Test.  Mat., 

453-459 
Supporting  strengths,  458 
Visual  inspection,  467,  459 
Drawing  paper,  294, 296-298 
Cross-section,  297,  298 
Mounted,  298 
Drawings 
Filing,  320 
Indexing,  320 
Dressing 
Definitions,  8 
Fine  pointed,  9 
Rock-faced,  15 
Rough-pointed,  15 
Scabbled,  16 
Smooth,  17 
Tooling.  20 
-ifications,  1074,  1075 

sheet-asphalt  plants,  971-978 
I,  rock,  423-425,  572 


Drop  hammer,  definition,  8 
Drop  inlets,  463-465 
Drums 
Bituminous  materials,  for*  740, 741 
Sampling  from,  742,  743 
Dry  masonry,  definition*  8 
Ductility  test 
Machines,  708,  709 
Methods,  708,  709 
Value  of,  709,  710 
Dumpy  level,  196 

Adjustments,  199,  200 
Durax  pavement 
Construction,  1094-1096 
Cost  data,  1095, 1096 
Specifications,  1096 
Stone  blocks,  1094 
Dust 
Causes  of,  747 
Definition,  8 
Dust  layers 
Boulevards,  for,  748,  749 
Calcium  chloride,  758-756 

Action  on  roadway,  758,  754 

Application,  764,  755 

Cost  data,  754,  755 

Description,  758 

Dry  method  of  use,  754.  755 

Solutions,  data  relative  to,  754 

Wet  method  of  use,  754,  755 
City  streets,  for,  748 
Definition,  8 
FnniW»flaiMl 

Application  of,  756 

Concentrated,  755,  756 

Cost  data,  756 

Description  of,  755 

Ous  used,  652,  653 

Preparation  of,  765,  756 

Specifications  for,  756 
Glutrin,  763,  764 
Miscellaneous  materials.  763,  764 
Molasses  residues,  764 
Object  of  use,  767 
Oils,  light 

Amount  used,  759-761 

Analyses,  757 

Application,  769-761 

Cost  data,  760,  761 

Crude,  642,  643 

Cut-back,  768 

Non-aaphaltie,  757 

Residual,  758 

Specifications,  758 
Park  highways,  for,  748,  749 
Petroleum  distiUatea,  641,  642 
Properties  valuated,  1362,  1363 
Roads,  for,  748 
Sea-water, 

Physical  properties,  762;  753 

Use  of,  758 
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at  layers*  Cant. 
Suburban  streets,  for,  748 
Pars,  light.  761-763 

Application,  762,  763 

Cost  data,  763 

Crude,  680,  681,  762 

Specifications,  762 
town  streets,  for,  748 
Pater,  749-762 

Amount  used,  748-762 

Application  of,  749-762 

Coat  data,  749,  760,  762 

Time  recorder,  761 

'Watering  carts,  760,  762 
tat  prevention 
Bibliography,  764,  766 
Bituminous  materials  used  as,  612 
Causes  of  dust,  747 
Barth  roads,  on,  609-611 
Bravel  roads,  on,  649,  660 
Materials  and  methods 

Calcium  chloride,  768-766 

Emulsions,  662,  766,  766 

Light  oils,  642,  767-761 

Light  tars,  680,  761-768 
miscellaneous,  768,  764 
Petroleum  distillates,  641,  642 

Sea-water,  762,  763 

Water,  749-762 
Sand-day  roads,  on,  612,  518 
Selection  of  materials,  748,  749 
ynamometer 

Horse-drawn,  experiments,  1846 
Motor-driven,  experiments,  1846 
ynamite,  422-426 

E 
nth 

Excavation,  specifications,  448 
Grading  classification,  421,  422 
Mixed  with  asphalt  cement,  917,  918 
nrth  roads,  488-517 
Advantages,  484 
Bibliography,  517,  518 
Construction,  496-600 

Iowa  State  Highway  Comm.  prac- 
tice, 498-500 
Cost,  600 
Cross  sections,  484,  486 

Penn.  State  Highway  Dept.  stand- 
ards, 486 
Definitions,  8»  488 
Development,  488,  484 
Dust  prevention,  747-764 
Grades,  499 
Maintenance,  608-611,  618-617 

Dragging,  618-617 
Mileage,  488 
Oiling.  609-511,  759,  760 

Specifications,  01.  State  Highway 
Dept.,  510,  511 


Earth  roads,  Coni. 
Properties  valuated,  1362, 1363 
Soils 

Classification,  486,  487 

Composition,  491 

Field  tests,  491-494 

Georgia,  490,  491 

Laboratory  tests,  491,  492,  494,  495 

Physical  properties,  485-492 

Safe  bearing  power,  158,  470,  486 

Sampling,  492,  493 

Specifications,  496,  496 
Specifications,  construction 

Va.  State  Highway  Comm.,  500 
Suitability  484,485 
Traffic  suitability,  1854 
Earthwork 
Angle  of  repose,  48 
Computing  volumes,  308-814 

Average  end  area  formula,  309 

Priamoidal  correction,  810-813 
Embankments.  426-429,  448-450 
Excavation,  421-429,  443-450 

Rate  of  progress,  1562 
Shrinkage,  311 
Soils,  485-496 
Tables,  810,  812,  313 
Economics 
Annual  appropriations,  1496, 1497 
Assessments 

Benefits,  1509,  1510 

Installments,  1510-1512 

Local,  1497-1499 

Special,  1488 

Theory  of,  1607,  1509 
Bonds 

Long-term,  1492, 1493 

Serial,  1495,  1496 

Short-term,  1493, 1494 
•    Control  of  financing  improvements, 
1494 
Deferred  benefits  of  improvements, 

1512,  1518 
Highway  locations,  149,  150 
Highway  improvements 

Large  cities,  1488-1490 

Rural  districts,  1485,  1486 

Small  cities,  1487,  1488 

Towns,  1486,  1487 
Loans,  1488 

Reckless  financing,  1499,  1500 
Road  systems,  336,  387 
State  aid,  1486 

Title*,  acquisition  of,  1502-1504 
Edgings 

Cement-concrete,  857 

Brick  pavements,  for,  1107,  1108 

Specifications.  U.  S.  O.  P.  R.,  857 
Types,  857 
Edinburgh,  stone  block  pavement  speci- 
fications, 1075, 1087 
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1476,  1477 
of,  1477 
sat  of,  1477 
by  painting,  1475 
*  currenta,  1476,  1476 
railways,  371,  872 

m.  rns 

graders,  438-440 
vnfl^  power  operation,  489 
j^.  439 

431 
438,489 

IS&rth  road  construction,  449,  600 
viamtine  tractor  operation,  439 
*«chod  of  operation,  489,  440 

Coat  data,  489,  440 
Slxwt  car  track  grading,  440 
Traction  turbine  grader,  440 
Trench  work,  440 


Crushing  plants,  672 
Mixing  plants,  972,  978 
EZhpset,  37 
Area,  50 

Center  of  gravity,  60 
Eccentricity,  87 
Equations,  37 
Moment  of  inertia,  60 
Tangent,  87 
Embankments,  426-429 
Classification,  materials,  421,  422 
Computation,  808-314 
Construction,  484-444 

Use  of  water,  426 
Cost,  484-445 
Hillside,  427 

Specifications,  427 
Overhaul,  427 
Rate  of  progress,  1562 
Rolling,  specifications,  446 
Shrinkage  of  materials,  426,  427 
Side  ditches,  462 
Slides,  prevention,  429 
Slopes,  427-429 

Construction  specifications,  428,  429 

Grasses  for,  428 

Side,  427,  428 

Sods  for,  428,  429 

Specifications,  446-450 
Specifications,  Penn.  State  Highway 
427 

ties,  810 
bituminous  matori- 

-654 


Emulsions 

Application  of,  756 

Concentrated,  755.  756 

Cost  data,  756 

Definition,  8 

Description  of,  765 

Oils  used,  652,  658 

Preparation  of,  756,  756 

Specifications  for,  756 
Encroachments,  462.  466 

Boundaries,  850-858 
,  Engine,  hauling,  440.  441 
,  Engineering  geology,  65-145 

Bibliography,  145 

Folds,  joints  and  faults,  111-11* 

General  structure,  U.  S^  123-184 

Geological  maps,  187, 186 

landslides,  120-128 

Minerals,  85-89 

Quarrying,  186-146 

Rocks,  89-103 

Soils,  103-111 

Streams,  115-117 

Topographic  maps,  184-137 

Underground  waters,  117-120 
Engineering  Standards  f  whit1™— 
of  Great  Britain 

Broken  stone  specifications,  00, 671 

Nomenclature  of  bituminous  aastsa- 
sis,  21,  22 

Pitch  speefflcataons,  816,  817 

Tar  specifications,  774-776 
Engler  viscosimeter,  700, 701 
Epidiorite 

Definition,  9 

Mineral  comporition.  556 

Results  of  tests  on,  546 
Erosion,  glacial  drift,  106 
Error  of  closure,  207 
Errors,  probability  of,  86-40 

Arithmetic  mean,  88 

Method  of  least  squares,  86 

Residuals,  88,  39 

Probable  error,  86,  89 

Weighted  mean,  86-40 
Probable  error,  39, 40 
Estimates,  final,  1576 
Estimating 

Costs,  314,  315 

Earthwork,  806-314 

Highways,  187 

Tables,  810,  312,  818,  316 

Units  of  measurements,  S14 
Ethylene  hydrocarbons,  600, 601 
Eider's  formula,  56 
Evaporation  test 

Set  Volatilisation  test 
Excavation,  421-426 

aasrification,  materials,  421, 42* 

Computation,  808-314 

Construction,  484-444 
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vmtion,  Cont. 
484-445 
9 

*igb.t,  methods,  428 
clsvte  of  progress 
1662 
1662 
Etock,  423-426 
Slides,  prevention,  429 
Slopes,  427-429 

Construction  specifications,  428,  429 
Grams  for,  428 
Sods  for,  428,  429 


Loosening  with  explosives,  422,  423 

Table  of  quantities,  810 
Specifications,  446-460 
Kcelator  pavement,  description,  862 
Kpanded  metal,  definition,  9 
n  joints 


Car  tracks,  along,  1181 
Construction,  1180, 1181 
1180 
1180 

Cement-concrete  curbs,  1886, 1886 
Cement-concrete  pavements,  1182 
C^exnexrt-concrete  walks,  1872 

Specifications,  St.  Louis,  1874 
Ajennraon,  v 
Explosives 
Black  powder,  428 
Dynamite,  422-426 
Granular  powder,  428,  424 
internals,  tables,  228-288,  286-280 
extractors,  centrifugal,  728,  724 
ixtrados,  definition,  9 
lye-bars 
Cost,  1401 
Design,  1426 


Fat,  definition,  9 
Fatigue,  66 
Faults,  111-114 

Recognition,  114,  116 
Feet,  equivalents  in  miles,  328 
Felsite,  91.  98 

Definition,  9 

Results  of  tests  on,  646 
Feldspars,  86, 87 
Felaftic,  90,  91 
Fibred  asphalt  pavement 

Construction,  918,  919 

Description,  918 

Historical  development,  918 
Field  notes 

Borrow-pits,  289 

Grades,  286,  287 

Leveling,  283, 284 


Field  notes,  ConL 

Slope  stakes,  288 

Topography,  221 

Transit  line,  221 
Fieldstones 

Breaking,  672 

Results  of  tests  on,  646 

Road  metal,  for,  666 
Filbertine  pavement  specifications 

Penn.  State  Highway  Dept,  900 
Filing 

Computations,  821 

Contract  records,  1668 

Correspondence,  1661, 1662 

Drawings,  820 

Notebooks,  820,  321 

Permits,  1664 

Tickler  file,  1662, 1668 
Fillers 

Bituminous 
Advantages,  1080 
Asphalt,  1186,  1136 
Brick  pavements,  1129 
Expansion  joints,  1180,  1181 
Gravel  and  bituminous,  1080 
Pitch,  1080 
Pitch  and  sand,  1081 
Specifications,  1082-1088,  1090 
Stone  block  pavements,  1080 
Tar  and  gravel,  1080, 1081 
Wood  block  pavements,  1048 

Brick  pavements,  specifications 
Asphalt,  1186,  1186 
Cement  grout,  1186 
Coal  tar  paving  pitch,  1186 

Car  tracks,  1801 

Cement  grout 
Brick  pavements,  1126-1129 
Disadvantages,  1048,  1081, 1082 
Stone  block  pavements,  1081,  1082 
Specifications,  1082, 1086, 1087, 

1089,  1091,  1186 
Wood  block  pavements,  1048 

Definition,  9 

Sand,  1048, 1079 

Sheet-asphalt 
Amount  in,  969-961 
Determination  of  amount,  961,  962 
Essential  characteristics,  960 
Function  in,  966 
Inspection,  962.  964 
Materials  used,  960,  961 
Sampling,  966 
Specifications,  968 

Stone  block  pavements, 

Bituminous  filler,  1080-1087 
Cement  grout,  1081,  1082,  1086 

Wood  block  pavements 
Bituminous  filler,  1048 
Cement  grout,  1048 
Sand,  1048 
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Financing  highway  improvements 
Annual  appropriations,  1496,  1497 
Completion  of  highway  system,  1496 
Credit  to  cash  system,  1496 
Pay-as-you-go  plan,  1496 


Benefits  affected  by  street  widths, 
1509,  1510 

Installments,  1510-1512 

Local,  1497-1499 

Local  benefit,  1509 

Tuttle  plan  of  distribution,  1510 
Assessments,  theory  of,  1507-1609 

General  benefit,  1507,  1506 

Local  benefit,  1507-1509 
Bibliography,  1513, 1514 
Bonds 

Long-term,  1492,  1498 

Serial,  1495,  1496 

Short-term,  1493,  1494 
Buildings  within  street  lines,  1503 
Control  of  financing,  1494 
Curbs,  1505 

Deferred  benefits,  1512, 1513 
Expenses 

Land  titles,  1501, 1502 

Preliminary  investigations,  1501 

Surveys,  1501,  1502 
Grading,  1504 
Highway  engineer,  responsibilities, 

1490-1492 
Installment  assessments 

Benefits,  1511 

European  practices,  1611, 1512 

Payments,  1510, 1511 
Irregular  property  lines,  1503 
Land  valuation,  1502,  1503 
Large  cities,  1488, 1489 

Boulevards,  1490 

Business  streets,  1490 

Classification  of  pavements,  1489 

Developments,  1488,  1489 

General  assessments,  1489 

Local  assessments,  1489 

New  York  pavement  classification, 
1489,  1490 
Local  assessments,  1497-1499 

Examples,  1498,  1499 

Financial  advantages,  1499 

Roads,  1497 

Streets,  1497,  1498 
Long-term  bonds 

Future  benefit,  1492 

Increased  cost  of  improvements, 
1492,  1493 

Land  values,  relation  to,  1493 

Present  benefit,  1492 

renewals,  for,  1493 
\  1505,  1506 
tion,  1489,  1490 
1505 


Financing  highway  improvenmuta,  Cwl] 
Pavements,  CcnL 
Renewals,  1506 
Selection  of  type,  1506 
Reckless  financing,  1499,  1500 
Revenue,  unused  sources,  1612 
Road  systems,  886,  337 
Rural  districts,  I486,  1486 
Serial  bonds,  1495.  1400 
Advantages,  1495, 1496 
Disadvantages,  1495 
Maine  plan,  1405 
Maryland  plan,  1495 
Short-term  bonds 

Advantages,  1493,  1404 
Annual  payments,  1494 
Sidewalks,  1505 
Small  cities,  1487, 1488 
Loans,  1488 

Special  assessments,  1488 
State  aid,  1486 
Street  widening*.  1506, 1507 
Titles,  acquisition  of,  1502-1504 
Towns,  I486,  1487 
Widening  highways,  1504,  1505 
Fire  wagon,  977 

First  International  Road  Congress 
Curves 

Minimum  radius,  843 
Transition,  343 
Right-of-way  road  width*,  349 
Fixed  carbon,  definition,  9 
Fixed  carbon  test,  729,  730 

Value  of,  730 
Flagstone 
Granite,  1377 
Sandstone,  1377 
Walks,  1377,  1378 
Flash  point  test 
Closed-cup  method,  712,  713 
Open-cup  method,  712 
Value  of,  713,  714 
Flint,  89 
Float  test 
New  York  Testing  Laboratory  appa- 
ratus, 702,  703 
Value  of,  703,  704 
Floor  beams 
Bending  momenta,  1400-1412 
Cost,  1401 
Design,  1428 

Reaction,  maximum,  1412, 1413 
Shears,  1409-1412 
Weights,  1405 
Floor,  definition,  9 
Flush  coat 

SssSeal  coats 

Flusher  machine 

Cleaning  with 

Adaptability,  1222,  1223 

Cost,  1232 


flu 

lusher  machine,  ConL 
Cleaning  with,  ConL 

Hose  flushing  w,  1226 

Methods,  1228 
XXeacription,  1280 
Identification,  12S1 
Painting,  1281 
taxed  asphalts 
J3«nnudex,  655-657 

Analysis,  656 
Cuban,  657 

Analysis,  657 
Cut-back,  667,  668 

Analysis,  658 
00,657 
Trinidad,  656-657 

Analysis,  656 
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Definition.  9 

Description,  612,  953,  954 
Effect  on  penetration,  708 
Inspection,  962,  964 
Residual 

Analyses,  644 

Physical  properties,  648,  644 
Specifications,  967,  969 


See  Bituminous  materials 
Use,  648 

Fluxing 

Distillates,  with,  618 
Emulsiflcation,  618 
Residuals,  with,  617,  618 
Fluxing  tanks,  617,  654,  973 
Folds,  114, 116 
Dip,  112,  113 
Pitch,  112. 113 
Solving  of,  113 
Strike,  112 
Foliated,  definition,  9 
Footings,  foundations,  1460, 1461 
Footways 
Definition,  9 
See  Sidewalks 
Force,  45-48 
Definitions,  45 
Friction,  48 
Moment  of,  45, 46 
Rolling  resistance,  48 
Systems,  46-48 
Collinear,  46 
Concurrent,  46 
Coplanar,  46 
Equations,  46,  47 
Graphic  solution,  47, 48 
Noncurrent,  46,  47 
Notation,  47 
Parallel,  46 
Plane,  46,  47 
Resultant,  46, 47 
Soace,  46, 47 


Forest  Service,  U.  S.  Dept  Agr. 
Road  and  pavement  properties  valu- 
ated,  1363 
Foundations,  466-478 
Bibliography,  479-481 
Bituminous  concrete,  478-475 
Cement-concrete  m,  473,  474 
Specifications,  Portland,  Ore.,  474 
Broken  slag,  471,  1108 
Construction,  471 
Specifications,  470,  471,  809 
Broken  stone,  471,  804,  942, 1108 
Cement-concrete  vs.  472 
Specifications,  470-472,  580,  809 
Cement-concrete,  472-477,  806,  948, 
1107 
Bituminous  concrete  w,  478,  474 
Broken  stone  w,  472 
Reinforced,  475 
Specifications.  476-477 
Thickness,  467,  468,  475 
Cement-concrete  walks,  for,  1870 
Coffer-dams,  1462,  1463 
Conclusions,  2nd  Int.  Road  Cong.,  466 
Construction,  time  allowances,  1563 
Damage  to,  467,  468 
Definition.  9 

Effect  on  location,  152, 153 
Effects  of  traffic,  176 
Footings,  1460,  1461 
Gravel,  470,  471. 1108 
Construction,  470 
Specifications,  470,  471 
Heavy  traffic,  467,  468 
Importance  of,  466 
Marshes,  over,  478 
Natural,  468-470 

Preliminary  investigations,  469 
Safe  bearing  power,  158,  466,  469, 

470,  1469 
Soil  classification,  468,  469 
Old  pavements,  477,  478,  943 
Brick,  1106, 1107 
Broken  stone,  478, 1108 
Telford,  478 
Piles,  1461, 1462 
pumps,  1463 
Rough  stone,  472 
Construction,  472 
Specifications,  R.  I.  State  Board  of 
Public  Roads,  472 
Sheet  jiling.  1462 
Soils,  bearing  power,  163,  466,  46», 

470,  1459 
Specifications 

Am.  Soc.  Mun.  Imp.,  866-867 
Bituminous  concrete,  474 
Broken  slag,  470,  471,  809 
Broken  stone,  470-472,  580,  809 
Cement-concrete,  475-477 
Gravel,  470,  471 
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Foundations,  ConL 
Specifications,  ConL 
N.  Y.  State  Highway  Comm.,  470 
Rough  stone,  472 
Telford,  473 
Suberust  movements,  466,  467 
Telford,  472,  473 
Specifications,  N.  J.  State  Highway 
Dept.,  478 
V-drain,  473 

See  Various  roads  and  pavements 
Fragments],  90.  91 
Franchise  requirements 
Car  tracks 
American  practice,  1279-1281 
European  practice,  1281,  1282 
Life,  1279 
Payment,  1279 
Free  carbon 
Coke-oven  tars,  672,  673 
Definition,  10 
Determination  of,  721-723 
Gas-house  coal  tars,  672 
Tars,  678,  679 
Water-gas  tars,  674 
Free  haul,  316.  817 

Specifications  448-460 
French  coefficient  of  wear 
Formula,  669 
Rocks,  of,  665,  666 
Fresno  scrapers,  484, 485 
Friction,  48 
Angle  of,  48 
Coefficient  of,  48 
Kinetic,  48 
Limiting,  48 
Static,  48 
Frost,  action  of,  '450,  451,  923 
Functions,  one  degree  curve,  228-283 


Gabbro,  91,  95,  96 

Definition,  10 

Mineral  composition,  96,  666 

Occurrence,  96 

Results  of  tests  on,  564 

Strength,  96 
Galvanized  iron 

Manufacture,  1470, 1471 

Painting,  1472, 1473 
Galvanizing 

Electrolytic  method,  1470 

Hot  dip  method,  1470,  1471 

Sheardlzing,  1471 

Vapor  process,  1471 
Garbage 

ition  of  disposal,  £252- 


A  J_«_2. 


1276,  1276 
ysis,  1260 


Garbage,  ConL 
Classification,  dead  animals.  12S* 
Collection,  1247, 1248 
Cost  of  disposal,  1242 
Description,  1241 
Equipment  for  collection 

Description,  1251 

Horse-drawn  ss  motor  vefakfee,  126 

Identification,  1261 

Painting,  1262 
Mechanical  analysis,  1249 
Organisation  for  disposal,  1259-1265 
Reduction  by-products 

Chemical  analysis,  1260 

Prices  received,  1249 
Reduction  disposal  method 

Operating  costs,  1249 

Philadelphia  practice,  1248 
Weight,  1243 
Garnet,  89 
Gauge,  definition,  10 
Gas-house  coal  tax 
Cement,  682,  683 

Analysis,  683 

Specification,  879 
Characteristics,  670-672 
Constituents  of,  671,  672 
Definition,  10 
Manufacture,  670-672 
Production,  667-669 
Retorts 

Horizontal,  671,  672 

Inclined,  671,  672 

Vertical,  671,  672 
Storage,  669 
Geodetic  surveying,  204-208 
Geological  maps,  137, 138 
Strata,  137, 138 
Structure  sections,  136, 137 

Plotting,  137 
Use  in  quarrying,  140 
Geological  structure  of  TJ.  &,  123-184 
Geology,  85-145 
Bibliography,  145 
Geological  maps,  137, 188 
Minerals,  85-89 
Physical 

Faults,  111-114 

Folds,  114, 115 

Joints,  113, 114 

Landslides,  120-128 

Streams,  115-117 

Structure,  U.  S.,  123-184 

Underground  water,  117-120 
Quarrying,  138-145 
Rocks,  89-103 
Soils,  103-111 

Topographic  maps,  184-13? 
Geometry,  29-31 
Circles,  29 
Cones,  30, 31 
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fceometry,  Cont, 

Cylinders,  30 
i    Parailelopipeds,  29 

Polygons,  29 

Prisma,  30 

Pyramids,  30 
:    Sphere*,  81 
BUmore  needle,  66, 66 
SQaonite 

Analyse  650 

Asphalt  cement  specifications 

Aepbaltk  concrete  pavement,  873, 

876 
Aflphiltic  macadam  pavements,  812 

Blown  asphalt  cement,  660,  661 
Analysis,  650 

Deposits,  687 

Mining,  638 

Physical  properties,  637 

Production,  682,  688 

Transportation,  688,  684 
Gin  "pole,  definition,  10 
Glacial  drift,  108-111 

Drumlins,  109 

Erosion,  108 

lee,  108-111 
109 

109, 110 
108 

Outwash  plains,  108 

Streams,  109 

Tills,  108 

Types,  110 

Water  content,  110 
Glaciers,  108 
Gladwell  bituminous  macadam 

pavement,  826 
Glance  pitch,  688 
Glasgow 

Crosswalk  specifications,  1098 

Pipe  galleries,  1807 

Stone  block  pavement  specifications, 
1076, 1087 
Glass,  93 

Definition,  10 
Glass  pavement,  1820 

Glossary 

See  Terminology,  highway  engineering 
Glutrin,  use  as  dust  layer,  768 
Gneiss,  101 

Characteristics,  101 

Composition,  101, 106 

Definition,  10 

Distribution  thruout  U.  S.,  128-184 

Mineral  composition,  666 

Results  of  tests  on,  664,  667 

Spedne  gravity,  101 
Grade*  299-806 

City  planning,  effect  on,  866,  866 

Definition,  10 

Effect  of  traffic,  176 


Grade,  CanL 
Establishing,  299-804 
Field  examination,  808,  804 
Increased  distance  due  to,  801 
Intersection  platform,  891-898 
Longitudinal,  844-846 
Maximum,  165, 166,  847, 1847 
Minimum,  847 
Notes,  286,  287 

Preliminary  investigations,  164-157 
Rate  of,  801,  302 
Road  resistances,  846,  847 
Rules,  N.  Y.  Highway  Comm.,  800 
Scales,  302,  808 
Street,  388-890 

Secondary  traffic,  870 
Vertical  curves,  166, 167 
Grade  crossings 
Elimination,  848,  844 
Signs,  1898 
Graders,  437-440 
Elevating,  488-440 
Road.  487,  438 
Traction  turbine,  489,  440 
Gradienter  screw,  195 
Grading,  419-460 
Bibliography,  479-481 
Clearing  and  grubbing,  419-421 

Specifications,  Perm.  State  Highway 
Dept.  419,  420 
Computation,  308-314 
Cost,  484-445 
Financing  of,  1504 
Free  haul,  316,  317,  448-460 
Frost,  action  of,  460,  451,  928 
Machinery,  480-446 

Cost,  482-445 

Life,  431-482 

Methods  of  use,  482-446 

Purchase  of,  430,  431 

Upkeep,  431 
Mass  diagram,  316,  817 
Overhaul,  316,  317,  427 

Specifications,  448-460 
Rates  of  progress 

Earth  excavation,  1662 

Filling,  1662 

Rock  excavation,  1662 
Specifications,  446-460 

Iowa  State  Highway  Comm-,  448- 
460 

Philadelphia,  446,  447 

U.  S.  O.  P.  R.,  447,  448 
Tables,  310,  812,  818 
Tools,  431,  482 
Grahamite 
Deposits,  687 
Mining,  688 

Physical  properties,  687,  688 
Production,  682,  683 
Transportation,  688,  684 
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Granites,  91,  93 

Characteristics,  82,  88 

Compressive  strength,  82 

Definition,  10 

Disintegrated,  8 

Distribution  thruout  U.  S„  128-184 

Mineral  composition,  98,  666 

Pegmatites,  94 

Quarrying  of,  144 

Results  of  tests  on,  664,  666,  667 

Road  metal,  for,  666 

Sheetings,  114 

Specific  gravity,  82,  98 

Stone  blocks,  for,  1068,  1078 

Texture,  98 

Tons  per  mile  of  roadway,  688 

Weathering,  94 

Weight,  82 
Loads,  678 
Granite  blocks 

Cost  data,  1076 

Manufacture,  1070 

Physical  properties,  1068, 1069 
Crushing  strength,  1069 
Hardness,  1069 
Toughness,  1069 

Size.  1071-1073 

Specifications,  1073-1076 
Granite  block  gutters 

Construction,  1389, 1390 

Cost,  1388 

Specifications,  Los  Angeles,  Cal.,  1889 
Granite  block  pavements 

Annual  cost,  1389, 1340 

Cleaning,  cost,  1844 

Construction,  time  allowances,  1668 

Granite  blocks,  1068-1076 

Life,  1364 

Properties  valuated,  1860, 1868 

Tractive  resistance,  1103, 1346 

See  Stone  block  pavements 
Granite  curbs 

Cost,  1383 

Manufacture,  1882, 1383 

Specifications,  Pittsburgh,  1384 
Granitoid,  89-91 
Granolithic  walks 

Cost,  1869 

Definitions,  10, 1869 
Granular,  definition,  10 
Graphic  statics 

Abscissas,  27 

Coordinates,  27 

Curve  equations,  29 

Curve  plotting,  27,  28 

Force  systems,  47,  48 

Influence  lines,  63,  1409-1412,  1424 

Ordinate*,  27 

"ordinates,  27,  28 
*,S 
*rams,  62,  68, 1442 


Graphs 

See  Graphic  statics 
Grasses  for  slopes,  428 
Gravel,  98, 106, 106,  621-684 
Ballast,  1299 
Binder  in,  623 

Bituminous  aggregates,  860,  861 
Cementation  teat,  660.  561 
Characteristics,  621,  622 
Composition,  621,  522 
Data  for  records,  1334 
Definitions,  10, 106.  488.  S21 
Description,  468,  469,  521 
Distribution  thruout  U.  S..  123-134 
Durability,  623 
Excavating,  628,  529 
Formations,  521 
Foundations,  1108 
Hauling,  630-634 

Cost  data,  633,  684 

Industrial  railway,  582 

Motor  truck,  631-683 

Traction  engine,  631 

Wagons,  631,  634 
Pits,  care  of  in  winter.  529 
Porosity,  118 

Requisites  for  road  use.  522,  523 
Safe  bearing  power,  168,  466,  469,  4£& 

1469 
Sampling,  628,  624 
Sheet-asphalt  binder  course,.  951 

Inspection,  962.  964 

Sampling,  966 
Sizes,  637,  538 
Specifications,  527,  428,  539-544 

Can.  Soc  C.  E.,  528 

State  Highway  Testing  Engrs, 
Conf.,  627,  528 
Tests  for 

Abrasion,  626,  627 

Cementation,  527 

Emtriation,  527 

Mechanical  analysis,  624.  525 

Voids,  625,  626 
Gravel  foundations,  470, 471 
Construction,  470 
Specifications,  470-471 
Gravel  roads,  519-652 
Adaptability.  519,  520 
Annual  cost,  1358, 1354 
Bibliography,  661,  552 
Binder,  528 
Bituminous  surfaces,  535,  549,  550 

Conn.  State  Highway  Dcpt,  prac- 
tice, 784,  794,  797 
Characteristics,  620 
*    Construction  methods,  535-544 
Cost  data,  646-648 
Cross  sections,  636-537 
Crowns,  621 
Drainage,  620,  521 
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travel  roads,  CotU. 
Dost  prevention,  649,  660,  747-764 
Failures,  erases  of,  648 
Foundations,  620 
Grades,  maximum,  1847 
Gravels,  620-684 

Crushing,  680 

Excavating,  628,.  629 

Hauling,  680-684 

Occurrence,  621 

Physical  properties,  621-628 

Sampling,  628,  624 

Screening,  629,  680 

Specifications,  627,  628,  639 

Testing,  624-627 
Historical  development,  619 
Maintenance  of,  648-560 

Dust  prevention,  649,  560,  747-764 

Reconstruction,  649 

Routine,  648 
Mileage,  488 
Natural,  636 
Oil  carpets  on,  784 

Cost,  791,  792 
Properties  valuated,  1882, 1868 
Specification*,  gravel,  627,  628,  686, 

538-644 
Specifications,  construction 

Ala.  State  Highway  Dept.,  640 

Am-  See.  Mun.  Imp.,  688-640 

Conn.  State  Highway  Dept.,  644 

m.  State  Highway  Dept.,  636 

Ky.  State  Highway  Dept.,  640,  541 

Maine  State  Highway  Comm.,  641 

Mass.  Highway  Comm.,  641 

Md.  State  Roads  Comm.,  642-644 

Minn.  State  Highway  Comm.,  541 
Specifications,  gravel 

Can.  Soc  C.  E.,  628 
Subgrade,  620 
Surface  methods,  636,  686 

Croat  sections,  686 

Depths,  586 

Specifications,  586 

Widths,  586 
Tractive  resistance,  1108, 1846 
Traffic  suitability,  1864, 1865 
Trench  methods,  537-644 

Compaction,  588 

Courses,  number  of,  687 

Cross-section,  587 

Gravel,  sixes  of,  687,  688 

Shoulders,  587 

Specifications,  688-644 

Spreading,  588 

Thickness,  587 
Types,  584,  585 
Gravel  walks,  1882 
Gravity  integrals,  49-61 
Greywacke,  definition,  10 
Grit,  definition,  10 


Groundwater 
Definition,  10 
Pressing,  120 
Level,  117, 118, 120 
Movements,  117, 118 
Seepage,  119 
Ground  water  level,  117, 118, 120 
Grout 
Definition,  10 
See  Cement  grout 
Grubbing,  419-421 
Blasting  stumps,  420, 421 
Cost,  420,  421 
Definition,  10 
Pulling  stumps,  421 
Specifications,  448, 449 

Am.  Ry.  Eng.  Assn.,  420 
Tools  for,  420 
Guarantees 
Rock  asphalt  pavements,  1018 
Sheet-asphalt  pavements,  1011 
Guard  raUa 
Bibliography.  1465-1467 
Cement-concrete,  1464 
Iron  pipe  railing,  1464 
Parapet  walls,  1464 
Wooden.  1468 
Guide  posts,  1390-1898 
Guidet  pavement,  1065 
Gumbo 
Definition,  10 
Safe  bearing  power,  486 
Gutters,  462,  468 
Bibliography,  1894, 1896 
Brick 
Brick  tests,  1889 
Construction,  1888, 1889 
Cost,  1888 

Specifications,  Spokane,  Wash., 
1888 
Cement-concrete  curb  and  gutter 
Construction,  1886, 1887 
Cost,  1887 
Forms,  1887 
Cobblestone 
Construction,  1890 
Cost,  1888,  1390 

Mass.  Highway  Comm.,  specifica- 
tions, 462 
R.  I.  State  Board  of  Public  Roads, 
specifications,  1890 
Cost,  1888 
Curbs 
With,  1888 
Without,  1887, 1888 
Definition,  10 
Effect  of  car  tracks,  1067 
Flat,  1888 
Granite  blocks 
Construction,  1889, 1890 
Cost,  1888 
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Gutters,  CanL 

Granite  block*  Cent. 
Specification*,  Los  Angeles,  Cat, 
1889, 1890 

Oiled,  463 

Relation  to  crowns,  1066, 1067 

Sandstone  block,  cost,  1888 

Use,  1887 
Guy  derrick,  definition,  11 
Gyratory  crushers 

Capacities,  578 

Power  required,  678 

Weights,  578 
Gyratory  traffic  system*  899 


Hand  drilling 

Rock,  572 
Hand  level,  196, 197 

Contour  leveling,  284,  285 
Hand  *"«*i«g 

Bituminous  concrete,  881, 885 

Cement-concrete,  69,  477 
Hand  pitched,  definition,  11 
Hard  core,  definition,  11 
Hardness,  568 

Definition,  11 

1  Jmiting  test  values,  666 

Rocks,  results  on,  564,  666 
Hardness  test  for  rock  and  slag 

Am.  Soc  C.  E.  method,  668 
Hardpan,  105 

Definitions,  11,  421,  422 

Excavation,  cost,  445 
Hardwood,  definition,  11 
Hassam  pavement 

Advantages,  1202 

Description,  1202 

Specifications,  1208 
Hauling 

Bituminous  concrete,  888 

Broken  stone,  576 
Cost,  586.  587 

Free  haul,  316,  817,  448-460 

Gravel 
Cost  data,  538,  584 
Industrial  railway,  582 
Motor  truck,  531-683 
Traction  engine,  681 
Wagons,  581,  684 

Overhaul,  816,  427,  448-450 

Sheet-asphalt  mixtures,  984,  985 
Haunches,  definition,  11 
Header,  definition,  11 
Heart,  definition,  15 
Heartwood 

Definition,  11 

Timbers,  80 
w— ♦-*,  surface,  977, 978, 1010 
>a 

ications,449 


Hemispheres 

Center  of  gravity,  60 

Moment  of  inertia,  60 

Volume,  60 
Hemlock 

Definitions,  19,  79 

Life,  79 

Weight,  82 

Working  stresses,  81 
Hendersonisw  pavement 

Construction,  918,  919 

Description,  918 

Historical  development,  918 
Highway 

Definition,  11 

S«Rosd 

Sm  Street 
Highway  bridges 


Bending  moments,  1409-1418 

Influence  lines,  1409 

Shears,  1409-1412 
Bibliography,  1465-1467 
Camber,  1428, 1429 
Camel-back  trues 

Panels,  depth  and  length.  1399 

Span  lengths,  1399 
Cost,  1400, 1401 

Drafting,  1400 

Erection,  1401 

Individual  parte,  1401 

Mill  extras,  1400,  1401 

Painting,  1401 

Pin-connected,  1400 

Plate  girder,  1400 

Riveted  trusses,  1400 


1426 

End  post.  1427,  1428 

Intermediate  posts,  1428 

Pins,  1428 

Tension  members,  1426 

Top  chord  sections,  1426, 1427 
Floor  beams 

Maximum  reaction,  1412, 1413 

Weights,  1405 
floors 

Brick,  1488 

Cement-concrete,  1488 

Plank,  1482, 1483 

Solid,  1488 

Specifications,  1489, 1484 

Stone  block,  1482, 1438 

Wearing  surfaces,  1482-1484 

Width  of  roadway,  1430-1432 

Wood  Mock,  1482-1434 
Lateral  systems,  weights,  1404 
Loads,  1402, 1403 

Dead,  1402, 1403, 1405 

Impact,  1408- 

live,  1408,  1406, 1406 
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lway  bridges,  ConL 
Mkds,  ConL 
Snow,  1408 
Temperature,  1408 
Wind.  1405,  1406 
Dcation 

Preliminary  investigations,  1397 
etit  trusses 

Panels,  depth  and  length,  1399 
Span  lengths,  1399 
Weights,  1404 
ra.tt  truaees 
Panels,  depth  and  length,  1399 
Span  lengths,  1399 
Weights,  1402,  1408 
teinloreed  concrete  arches,  1437-1449 
Arch  ring  stresses,  1447,  1448 
Coat,  1442 
Design,  1440-1449 
Line  of  pressure,  1440-1442 
Loads,  1437, 1488 
Temperature  rtroflsoe,  1444,  1446 
Types,  1487 

Typical  problem,  1442-1449 
Unit  stresses,  1438-1440 
Reinforced  concrete  beams,  1484-1436 
Reinforced  concrete  girders,  1436 
Span  lengths,  1399 
Specifications 

Allowable  stresses,  1406, 1407 
Alternate  stresses,  1407 
Classification,  1404, 1405 
Clearances,  1404 
Combined  stresses,  1407 
Construction  details,  1407-1409 
Dead  loads,  1406 
Impact  allowances,  1406 
Live  loads,  1405,  1406 
Types,  1404 
Wind  loads,  1405,  1406 


1418 

Girder,  1418-1418 
Stone  masonry  arches,  1449,  1450 

Causes  of  failure,  1449,  1450 

Definitions  of  parts,  1449 

line  of  resistance,  1450 
Timber 

Howe  trusses,  1480 

King  post,  1430 

Queen  post,  1430 

Trussed  beams,  1429 
Traffic  on,  1430-1482 
Trusses,  1418-1426 

Bending  moments,  1409-1412 

Influence  lines,  1409 

Shears,  1409-1412 

Stress  computation,  1419-1426 

Types,  1419,  1420 
Wsxren  trusses 

depth  and  length,  1399 


Highway  bridges,  ConL 

Warren  trusses,  ConL 
Span  lengths,  1399 
Weights,  1402, 1408 

Waterway,  1398,  1399 
Discharge  data,  1899 
Formula,  1898, 1399 
Height  of  water,  1898 
Piers,  effect  of,  1398 

Wooden  beams,  1429 

Wooden  columns,  1429 
Highway  departments 

See  Administration  of  highway  depart- 
ments 

See  Organization  of  highway  depart- 
ments 
Highway  engineer 

Province  of,  1490, 1491 

Responsibilities,  1491, 1492, 1616 
Highway  maps 

Blue-prints,  297-299 

Contour,  184,  135 

Coordinate  method,  292 

Cost,  317,  318 

Cross-sections,  297,  298 

Curves,  294 

Drawing  paper,  294 

Geological,  137, 188 

Plans,  291-296 

Profile  paper  and  doth,  296 

Profiles,  296,  297 

Road  surveys,  294 

Scales,  294,  296,  297,  298 

Street  surveys,  294 

Surveys  for,  217 

Tangent  method,  292 

Topographic,  184-137 
Signs,  293,  294 

Tracings,  295-298 

Use  in  planning  road  systems,  886 
Highway  signs 

Bibliography,  1394, 1396 

Block  lettering,  1891 

Classification,  1890 

Color,  1392 

Distance  and  direction,  1890-1393 

Elevated,  1391, 1892 

Illumination,  1892, 1398 

Materials,  1391 

Railroad  grade  crossings,  1898 

Sidewalk,  1392 

Stone,  1891 

Traffic  regulation,  1898, 1894 
Portable,  1393,  1394 

Warning,  1398,  1894 
Int.  Road  Cong,  symbols,  1393 
Highway  surveying,  216-291 

cost,  817-820 

Meld  notes,  221 

Instruments  used,  218 

.Leveling,  281-286 
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Highway  surveying,  Conf. 
Scope,  216,  217 
SUking,  286-289 
Borrow-pits,  289 
Curbs,  288,  289 
Field  notes,  286-289 
Roads,  286,  287 
Slopes,  287,  288 
Streets,  288 
Transit  line,  217-221 
Monuments,  217,  218 
Running  the  line,  218,  219 
Stationing,  218 
Hillsides 
City  planning,  effect  on,  866 
Slope  ditches,  462 
Specification*,  427 
History  cards,  1380-1835 
Construction  data,  1381, 1883 
Cost  details,  1331, 1334 
Maintenance  data,  1831 
Materials  used,  1381 
Bituminous,  1886 
Non-bituminous,  1834, 1385 
Physical  condition,  roadway,  1882 
Traffic  census,  1332, 1333 
Value,  1332,  1383 
Hoggin,  definition,  11 
Holes,  432 
Hone  or  planer,  797 
Hornblende  schist,  101 

Definition,  11 
Horse  drawn  traffic 
Loads,  357-360 
Regulations,  367-361 
Tires,  358-360 
Weights,  467 
Widths,  1431 
Horse-power,  57 
Horse,  pull  exerted  by 

Experimental  conclusions,  156 
Roads,  on,  346,  347 
Hose  flushing 

Adaptability,  1223-1225 
Cost,  1232 

Equipment,  1225, 1226 
Flusher  machine  cleaning  as,  1226 
Methods,  1224, 1225 
Howe  truss  timber  bridges,  1430 

Preservation,  1477-1481 
Hubbard  pycnometer,  698 
Humus,  105 

Definition,  11 
Hydrocarbons,  596-607 
Acetylene  series,  602 
Anthracene,  605,  606 
Benzene  series,  604,  605 
Carbon,  597 
Coal  tars,  in,  611 

"lie,  699,  603-606,  610 
ylene  series,  601,  602 


Hydrocarbons,  Goal 
Hydrogen,  696,  697 
Interrelationship  of,  606,  607 
Isomerism,  600,  601 
Molecules,  697,  698 
Naphthalene  series,  605 
Olefin*  series,  601,  602 
Open  chain,  598-603 
Paraffin  series,  599,  600 
Polymethylene  series 
Monocyclic  603,  604 
PolycycUe,  604 
Polyphenyl  series,  605 
Radicals,  598 
Saturated,  598 
Tar 
Coal,  662-064 
Petroleum,  665 
Unsaturated,  598 
Water-gas  tars,  in,  611 
Hydrometer  specific  giavHy 

688,689 
Hyperbolas,  38 
Equations,  38 


Ice,  weight,  1263, 1264 
Idaho  white  pine,  «*-ft-i«frmw  19 
Igneous  rocks,  89-97 
Bond,  90 

Classification,  90-92 
Definition,  11 
Identification,  92 
Mineral  associations,  02 
Minerals  in,  86-88 
Occurrence,  92,  93 
Plutonic,  92 
Porosity,  118 
Texture,  89,90 
Volcanic,  92 
Illinois  State  Highway  Department 
Alignment  at  cross  roada,  341,  342 
Bituminous  concrete  pavement  speci- 
fication, 897,  898 
Bituminous  "**^***«"*  pavements 

Application,  bituminous  material,  & 

Foundation,  806 

Scaes  of  stone,  807 

Specifications,  884-896 

Suitability,  804 
Broken  stone  road  construction  in- 
structions, 679,  580 
Cementrconcrete  pavements 

Construction  organisation,  1173 

Maintenance  costs,  1210 
Construction  of  eubgrades,  430 
Grade  crossings,  eiimmatkm,  343 
Gravel  road  specifications,  586 
Oiling  earth  road  specification.  610 
Road  drag  law,  616 
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IHnofa  State  Highway  Department,  Cord. 
Scales  for  mapping  grades,  802 
Traffic  census,  167, 168, 173, 178 

[mpact  machine,  662 

Empact  stresses,  55 

Laches,  equivalents  in  feet,  828 

Indexing 

Computations,  821 

T^,    ,   — ,r  AAA 

urawings,  920 
Notebooks,  820,  821 
Indianapolis,  Ind. 

Creoeoted  wood  block  specifications, 

1028,1029 
Oranite  curb  specifications,  1384 
Industrial  railways,  442,  443 

Gravel  hauling,  532 
Inertia  integrals,  49-51 
Influence  lines 

Baltimore  truss  stresses,  1424 
Uses,  53, 1409-1412 
Inspection 

Bituminous  materials,  741-744 
Brick,  laying,  1126 
Laying,  1126 
Visual,  1116, 1121, 1122 
Sheet  asphalt  pavements 
Finished  work,  997 
Laboratory  equipment,  997 
Laying  the  pavement,  995-997 
Manufacture  at  plant,  989-995 
Materials,  962,  964 
Stone  block  joint  filling,  1088 
Wood  block  manufacture,  1041 
Spedflcations,  1044 
Inspectors 

Contract  reports,  1569,  1570 
Personnel,  1521, 1522 
Specification  provisions,  1574 
Intercepting  ditch,  definition,  11 
International  Road  Congress 
Bituminous  surfaces,  use  of,  770 
By-pass  roads,  839 
Curves 

Minimum  radius,  843 
Transition,  848 
Foundations 

Bituminous  pavements,  805 
Conclusions,  466 
Highway  signs,  warning  symbols,  1393 
Right-of-way  widths,  349 
Wood  block  pavements,  1080 
Intersections,  highway,  149 
Road  grades,  806 

Stone  block  pavements,  1077, 1078 
Street,  390-893 
Crossings,  890,  891 
Enlargement  of  street  area,  391 
Grades,  806 
Junctions,  390,  391 
Platform  grades,  391-893 
Itttrados,  definition,  11 


Iowa  State  Highway  Commission 

Earth  roads,  construction,  498-500 
Earth  roads,  cross-sections,  484 
Grading  specifications,  448-450 
Iron,  76-78 
Corrosion,  77 
Causes  of,  1469,  1470 
Water  and  impurities,  1470 
Description,  76 
Galvanizing 
Electrolytic  method,  1470,  1471 
Hot  dip  method,  1470 
Sherardizing,  1471 
Vapor  process,  1471 
Preservation,  1470-1475 
Reinf  orced-concrete,  in 

Prevention  of  electrolysis,  1475- 
•     1477 

Zinc  coatings,  1470, 1471 
Iron  block  pavements,  1820 
Iron  pipe  railing,  construction,  1464 
Isles  of  safety,  400,  401 
Islet,  definition,  11 


Jamaica,  N.  T. 
Bituminous  concrete  pavements 

Description,  933 

Maintenance  record,  984 

Traffic  census,  934 
Jarrah  wood  blocks,  1032 
Jaw  crashers,  572-575 
Cost,  573 
Capacities,  573 
Power,  673 
Weighte,  673 
Joint  fillers 
Bituminous,  1048,  1080, 1081, 1129 

Advantages,  1080 

Asphalt,  1090,  1091, 1135, 1136 

Expansion  joints,  1130,  1131 

Gravel  and  bituminous,  1080 

Pitch,  1080,  1090,  11** 

Pitch  and  sand,  1081 

Specifications,  1082-1088, 1090, 1135 

Tar  and  gravel,  1080,  1081 
Brick  pavements,  1129 

Asphalt,  1135, 1136 

Cement  grout,  1135 

Coal  tar  paving  pitch,  1185 
Cement  grout,  1048,  1081,  1082,  1135 

Disadvantages,  1081, 1082 

Specifications,  1082,  1085, 1087, 
1088,  1091 
Sand,  1048,  1079 
Stone  block  pavements 

Bituminous  filler,  1080,  1081,  1090 

Cement  grout,  1081-1088, 1091 

Sand,  1079 
Wood  block  pavements 

Bituminous  filler,  1048 
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Joint  filter*.  C<mt. 
Wood  block  pavements,  OmL 
Cement  grout,  1048 
Sand,  1048 
Joints 
Setting,  time  allowances,  1668 
Sheet  asphalt  pavements,  988,-989 
Stone  block  pavements,  1078,  1079 


Kansas  City,  Mo. 

System  of  parks  and  parkways,  867 
Wood  block  specifications,  1040 
Kansas  State  Highway  Department 

Road  drag  contract,  616,  617 
Kaolinite,  89 

Composition,  106 
Karri  wood  blocks,  1082 
Kentish  rag.  definition,  11 
Kentucky  bituminous  sandstone 

Analysis,  662 
Kentucky  State  Highway  Department 

Gravel  road  specifications,  640 
Kerb,  definition,  11 
Kidney*  definition,  11 
Kinetic  energy,  67 

Lost,  67 
Kinetics,  66-67 
Acceleration,  66 
Impact,  67 
Momentum,  67 
Motion 
Body,  66,  67 
Particle,  66 
Power,  67 
Velocity,  66,  66 
Work,  67 
King  post  timber  bridges,  1480 
Kleinpflaster 

Construction,  1094,  1096 
Stone  blocks,  1096 
Knots 
Definitions 
Encased,  8 
Large,  12 
Loose,  12 
Pin,  13 
Pith,  14 
Rotten,  16 
Round,  16 
Sound,  17 
Spike,  17 
Standard,  17 
Grading,  80 

L 

T  -**ance,  definition,  11 
"■   109,  110 
<ts,  110 
ution  thruout  U.  S.,  128-184 
>d,  definition,  11 


Ie«ri 

Boundaries,  360-468 

Irregular  property  lines,  1503 

Titles,  cost  of  determination,  1601 

Valuation  of.  1602 
Land  measure,  822 
Landslides,  120-123 

Angle  of  rest,  122 

Causes  of,  121 

Classification,  121 

Creep,  122 

External  conditions,  121 

Internal  conditions,  121 

Overloading,  121-123 

Oversteepening,  121-123 

Rock  slopes,  128 
Lateral  systems,  bridges 

Weights,  1404 
Law 

Boundaries,  350-863 

Road  drag.  516 

Surface  waters,  353-356 
Leads,  definition,  12 
Least  squares,  89 
Le  ChateHer  specific  gravity  ap- 
paratus, 62 
Levelling 

Bench-marks,  281-282 

Check  levels,  286,  286 

Contours,  284,  286 

Cost,  817,  818 

Cross  section,  282 

Field  notes,  283,  284 

Instruments  used,  281 

Precise,  281 

Profile,  282 

Running  levels,  282-284 
Levels,  196, 197 

Adjustments,  199,  200 

Dumpy,  196 

Hand,  196, 197 

Setting  up,  196 

Three  at  four  screws,  196 

Wye,  196 
UcJrjng-up,  definition,  12 
Lime,  68 

Common,  chemical  analysis,  57 

Hydraulic,  chemical  analysis,  57 
Limestones 

Abrasion  tests  on,  560 

Composition,  100 

Compressive  strength,  82 

Definition,  12 

Distribution  thruout  U.  S^  123-184 

Mineral  composition,  556 

Porosity,  118 

Results  of  tests  on,  564,  565,  567 

Road  metal,  for,  555 

Safe  slope,  128 

Spedne  gravity,  82, 100 
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Cent. 
Specifications,  809 
Structure,  100 
Texture,  100 

Tons  per  mile  of  roadway,  688 
Weight,  82 
Loads,  678 
Limestone  curbs 

Cost,  1388 
Linear  measure,  822 
Liverpool 

Crosswalk  specifications,  1097 
Stone  block  pavement  specifications, 
1076, 1087 


Highway  bridges,  1402-1406 
Horse-drawn  vehicles,  367-860 
Motor-trucks,  867 
Regulations,  867-860 
Soils,  safe,  168,  466,  469,  486,  1469 


Base  of  sand-day  roads,  606 
Description,  469 
Excavation,  cost,  446 
Mixed  with  asphalt  cement,  917 
Safe  bearing  power,  168,  486 


Small  dty  improvements,  1488 
Locations 

Culverts,  1460 

Curves,  224-228 

Highway  bridges,  1897, 1398 

Highways 

Climatic  conditions,  effect,  161 

Drainage,  effect,  161, 162 

Factors  influencing,  217 

Foundations,  effect,  162,  168 

Preliminary  investigations,  147-164 

Streams,  effect,  116-117 

Traffic,  effect,  176, 176 
Roads 

By-pass,  339 

General  prindplee,  340 

New,  388 

Old,  338,  889 
Sand-day  roads,  601 
Sidewalks,  1368 
Trees  in  sidewalks,  1368 
Logarithms,  26,  27 
Characteristic,  26 
Common,  26 
Asanussa,  &*> 
Naperian,  26 
Tables,  use  of,  27 
London 

Crosswalk  specifications,  1097 
Pavement  openings,  amount,  1301 
Pipe  galleries,  1306,  1306 
Stone  block  pavement  specifications, 

1076,  1086 
Wood  block  specifications,  1041 


Los  Angeles,  Cal. 
Specifications 
Bitulithic  aggregate,  870,  871 
Granite  block  gutter,  1389, 1390 
Oil  carpet,  789 
Lot  dimensions,  379-881 
Street  widths,  relation  to,  888 

M 

McAdam's  method,  road  construction, 

664 
Macadam  roads 
Definition,  12 
Sw  Broken  stone  roads 
Magnetite,  88 

Maine  State  Highway  Commission 
Gravel  road  specifications,  641 
Sand-day  road  specifications,  607 
Tar  surfaces,  retreatments,  796 
Maintenance 
Administration,  1626-1629 
Emergency  work,  1529 
General  work,  1528 
Routine  work,  1627, 1528 
Separate  division,  inadvisability, 
1626,  1527 
Cost  record  systems,  1536-1547 
Chargeable  to  different  funds,  1637 
Forms,  1637-1539 
Symbols,  1539,  1640 
Effect  of  traffic,  177,  178 
Mobile  gang  system,  931 
Patrol  system,  612 
Pavements,  cost,  1387-1339 
Plants  for  bituminous  pavements,  928, 

980,  931 
Rocky  Mountains,  in,  130 
Malthas 
Bermudea,  686 
Definition,  12 
Production,  632 
Manchester,  Eng.,  stone  block  pave- 
ment specifications,  1079 
Manjak,  638 
Mapping 
Blue-prints,  297-299 
Coordinate  method,  292 
Cost,  317,  318 
Cross-sections,  297,  298 
Curves,  294 
Drawing  paper,  294 
Plans,  291-296 
Profile  paper  and  doth,  296 
Profiles,  296,  297 
Road  surveys,  291-294 
Scales,  294,  295,  297,  298 
Street  surveys,  294 
Tangent  method,  292 
Topographical  signs,  298,  294 
Tracings,  296-298 
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Maps,  184-138 
Contour,  134,  135 
Geological,  137 

Can.  Geological  Survey,  134 
Surveys  for,  217 
Topographical  maps,  134-137 
Use  in  planning  road  systems,  385 
Maracaibo  asphalt,  occurrence,  637 
Marble 
Characteristics,  83, 101 
Composition,  101 
Compressive  strength,  82 
Definition,  12 

Distribution  thruout  U.  S.,  123-134 
Results  of  tests  on,  564 
Specific  gravity,  82, 101 
Weight,  82 
Marl,  98 
Definition,  12 
Description,  469 
Safe  bearing  power,  486 
Marshes 

Foundations  over,  478 
Salt,  HI 
Maryland  State  Roads  Commission 
Bituminous  surfaces,  constructing, 

large  mileage,  785 
Cost  record  system,  1543-1547 
Gravel  road  specifications,  542-544 
Preliminary  report  forms,  188 
Shell  road  specifications,  590 
Tar  and  oil  surface  treatment  specifi- 
cations, 788,  789 
Traffic  census,  168,  173, 179 
Machine  broom 
Cleaning 

Adaptability,  1220,  1221 
Cost,  1232,  1233 
Method,  1221,  1222 
Description,  1230 
Identification,  1231 
Inspection,  1230,  1231 
Painting,  1231 
Masonry  arch  highway  bridges 
See  Reinforced  concrete  highway 

bridges 
See  Stone  masonry  arch  highway 
bridges 
Massachusetts  Highway  Commission 
Bituminous  carpets,  retreatments,  795 
Bituminous  macadam  pavements 
Maintenance  methods,  841,  842 
Sizes  of  stone,  807 
Specifications,  833,  834 
Bituminous  surfaces,  reconstruction, 

796,  797 
Broken  stone  road  specifications,  581 
"*  gutters,  specifications,  462 
229,  234,  236-280 
.tion  of  grades,  304 
jwcifications.  541 
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Massachusetts  Highway  Codubu,  CmL 

Sand  andVaQ  surfaces,  784,  785 
Specifications,  789,  730 

Separate  roadways,  349 

Sous,  bearing  power,  163,  466 

Traffic  census,  168,  173,  179 

V-drsin  foundations,  experience,  473 
Mass  diagram,  316, 817 
Massive,  definition,  12 
Mastic,  definition,  12 
Mastic  asphalte,  12 
Mathematics,  25-45 

Bibliography,  83,  84 

See  Algebra 

Sec  Analytic  geometry 

See  Calculus,  application  of 

See  Geometry 

Set  Graphic  statics 

Sec  Probability  of  errors 

See  Trigonometry 
Matrix,  definition,  12 
Mattocks,  432 
Measures 

Cubic,  322 

Land,  322 

Linear,  822 
Mechanical  analysis 

Am.  Soc  C.  E.  methods,  G25 

Am.  Soc  Test.  Mat.  methods,  624,  a* 

Broken  stone,  slag  or  gravel,  124 

Garbage,  1249 

Mixtures  of  aggregates,  525 

Record  form,  1336 

Rubbish,  1246 

Sand,  944,  945 
Mechanics,  45-57 

Bibliography,  83,  84 

See  Force 

Sm  Gravity  integrals 

Sm  Inertia  integrals 

Sec  Kinetics 

Sec  Strain 

Sec  Stress 
Medina  sandstone,  1068 
Melting  point  test 

Conditions  affecting,  710 

Cube  method  for  tars,  710,  711 

Ring  and  ball  method  for  asphalts, 
711,  712 

Value  of,  712 
Mensuration,  29-31 
Metal 

Paints,  1471-1475 
Bituminous,  1473 
Black,  1476 
Blue  lead,  1474, 1475 
Culverts,  1473 
Estimating  amounts,  1475 
Galvanised  iron,  1472, 1473 
Highest  ratings,  1422 
Iron  oxide,  1475 
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Metal  Com*. 
Faints,  Coat 
Marine,  1474 
Red  lead.  1474 
Steel  bridges,  1474 
Tinned  surfaces,  1478 
Tunnel  work,  1473,  1474 
Water-tanks,  1474 


1471 
Copper,  1471 
Lead,  1471 
Tin  plate,  1471 
Zinc  coatings,  1470, 1471 
ILeinf orced-concrete,  in 

Prevention  of  electrolysis,  1476-1477 
Mesh,  definition,  12 
Metalling,  definition,  12 
Metamorpbic  rocks,  100-102 
Definition,  12* 
Minerals  in,  88 
Poroaity,  118 
Mexican  asphalt  cement 
Analysis,  646 
Specifications 

Asphaltic  concrete  pavements,  874, 

875,  877,  880 
Asphaltic  macadam  pavements,  818 
Micas,  87 

Michigan  State  Highway  Department 
Surveying  transit  lines,  217,  218 
Traffic  regulations,  869-861 
Microscopic  examination,  rocks,  102 
Milan,  pipe  galleries,  1307 
Miles,  equivalents  in  feet,  828 
Milwaukee  County  Highway  Com- 
missioners 
Cement-concrete  pavements 
Construction  organization,  1179 
Maintenance  cost,  1211 
Mineral  aggregates 

See  Aggregates 
Mineral  composition  of  rocks,  656 
Minerals,  86-89 
Associations  in  igneous  rocks,  92 
Definitions,  86 
Igneous  rocks,  86-88 
Metamorphic  rocks,  89 
Sedimentary  rocks,  88,  89 
Minnesota  State  Highway  Commis- 
sion, gravel  road  specifications,  641 
Mixers 

See  Mixing  plants 
Mixing  method 
See  Bituminous  concrete  pavements 

Bituminous  concretes,  881-886 
Bitulithic,  884 
Cement-concrete,  882-884 
Details,  882-886 
Driers,  882-886 


Mixing  plants,  Conl. 
Bituminous  concretes,  Cent, 
Hand,  881,  882 
Mixers,  882-886 
Operation,  882-886 
Pug  mill  mixer,  882,  884 
Specifications,  882 
Topeka,  882-884 
Warrenite,  884,  886 
Weighing  devices,  882-886 
Cement-concrete 
Batch  type,  69,  476,  1167-1169 
Continuous  type,  69 
Operation,  1168-1171 
Maintenance,  928,  980 
Sheet-asphalt 
Bins,  978 

Cost  of  operation,  1001 
•    Driers,  971-978 
Elevators,  972,  978 
Essentials,  970-972 
Inspection  of  operations,  989-996 
Measuring  equipment,  976,  976 
Melting  equipment,  978-976 
Mixers,  971,  972,  976 
Portable,  976 
Tanks,  973,  974 
Modulus  of  elasticity,  61 
Molasses  residues,  764 
Mold,  106 

Moment  of  inertia,  49-61 
Compound  sections,  61 
Integrals,  49 
Moments 

See  Bending  moments 
Momentum,  67 
Monuments,  surveying,  208 
Moraines,  108 
Mortar,  definition,  12 
Motion  of  a  body,  66,  67 
Rolling,  67 
Rotation,  67 
Translation,  67 
Motor  trucks 
Classification,  164-170 
Dimensions,  866,  367 
Equipment,  bituminous  pavement 

maintenance,  840,  841 
Grading  with,  cost,  446 
Gravel  hauling,  681-686 
Loads,  867,  401,  402 
Regulation,  368-361 
Speeds.  401,  402 

Tractive  experiments,  1346,  1846 
Traffic,  367 
Weights,  164-170,  467 
Motor  vehicles 
Dimensions,  401 

Effect  on  dty  planning,  401, 402 
Loads,  401,  402 
Parking,  401 
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Motor  vehicles,  ComL 
402 
401,402 

Wow  of  roads,  1849, 1S60 
Mock,  106 

Mud-capping,  424,  426 
Municipal  highway  department 

Civil  service  regulations,  1622 

Organisation  chart,  1619 

Scope  and  character  of  work,  1617 

Sm  Administration  of  highway  de- 


Sat  Organisation  of  highway  depart- 


Mush,  definition,  12 
Mushroomed,  definition,  12 


Haphthalene,  679,  680 

Definition,  12 

Hydrocarbons,  606 

Petroleum,  726 
national  Conference  on  Concrete 
Road  BoHding 


Aggregates,  1163, 1164 

Aggregate  specifications,  1176 

Bituminous  carpets,  1207 

Construction,  1180, 1181 

Cost  data,  1199,  1200 

Crowns,  1161, 1162 

Expansion  joints,  1183 

Fundamental  principles,  1186-1190 

Grades,  1162 

Proportions  of  aggregate,  1166 

Reinforced,  1184,  1186 

Subgrades,  1158,  1169 

Thickness,  1162 
Drainage,  451 
Shoulders,  159, 160 
Subgrades,  451 
National  Paring  Brick  Manufac- 
turers'  Association 
Application  of  cement  grout,  1127 
Brick  pavement  specifications 

Green  concrete,  1136,  1187 

Sand  cement  bed,  1186 
Hational  pavement 
Characteristics,  917 
Construction,  917 
Historical  development,  917 
Specifications,  917,  918 
Hative  asphalts,  629-688 
Definition,  12 

Emulsion,  analysis,  652,  663 
Fluxed,  665-657 

Analyses,  656,  667 
WJ*™nens,  609,  610 
12 
tnt,  57,  58 


Natural 
Bag,  67 
Barrel,  67 


Definition,  13, 6)7 
67 

67 
67 
67 

Setting,  time  of,  67 
Soundness,  67 
Specifications,  Am.  Soc. 
Tensile  strength,  67 
67 


natural  foundations,  468-470 
Preliminary  mveatigationa,  469 
Safe  bearing  power,  466,  469 
8ofl  daarification,  468.  469 

new  Jersey  Department  of  Puhac 
Roads 
Asphalt  block  specifications,  916 
Telford  foundation  specifications,  473 

new  York  CHy 
Building  height  limitations.  408 
Creosote  oQ  specifications,  1029 
Pavement  riaarincation.  1489, 1499 
Pavement  opening  practice,  1908 
Pay-as-you-go  financing  plan,  1496 
Pipe  galleries,  1302,  1303 
Property  restrictions,  410-412 
Stone  block  specifications,  1073 
Topeka 


Traffic  units,  170 
Zoning  plan,  412-416 
new  York  rod,  197 
new  York  State  Board  of  Health  oil 

tester,  712, 713 
new  York  State  Highway 
sion 
Bituminous  maradai 
Maintenance  methods,  843,  844 
Suitability,  804 
Contract  for  patented  pavements,  848 
Field  examination  of 


Rules  for  —»iNfahing  grades,  300 
S 


Asphalt  block  pavements,  913-915 
Asphaltic  emulsion,  r*"*iv%.  777 
Broken  stone  roads,  682,  683 
Gravel,  broken  atone  and  broken 

slag  foundations,  470,  471 
Oils,  surface  treatment,  776,  777 

Surveying  methods 
Topography,  220 
Transit  line,  220,  221 

Survey  party,  218 
Equipment,  218 

Traffic  census,  169, 174 

Traffic  regulations,  358,  369 
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Hew  York  Testing  Laboratory 

Oven,  714 

Penetrometer,  704 
If icholson  wood  block  pavement,  1025 
Kickel  steel,  77 
H orite,  definition,  13 
If  onxial  temperature 

Bituminous  material  testing,  687 

Definition,  18 
lforway  pine,  definition,  19 
Hote-books 

Piling.  320,  821 

Indexing,  320,  321 
Nottingham,  Eng. 

Pipe  galleries,  1306, 1807  . 
If oyacuHte  pavement,  1822 


Oak,  79-82 
life,  79 
Weight,  82 
Working  stresses,  81 

Oakland,  CaL 

Bituminous  macadam  pavement  speci- 
fications, 809,  816,  886 
Ohio  State  Highway  Department 
Bituminous  macadam  pavements 

Broken  stone  foundations,  804 

Specifications.  809,  815,  880-882 

Use  of  soft  stone,  828,  824 
Bituminous  pavements 

Maintenance  methods,  927,  928 
Ofl 

Animal,  use  as  dust  layer,  768 
Coefficient  of  expansion,  698 
Croosoting,  683-687 
Cut-back,  758 

Specifications,  758 
Determining  percent  of  asphalt,  716 
Emulsifying,  652,  658 

Analysis,  652,  663 
Inspection,  741-744 
Non-esphaltic,  767,  758 
Paraffin  scale  determination,  730 
Purchasing,  788,  739 
Residual,  758 
Sampling,  741-748 
Specifications 

Bituminous  macadam,  816 

Earth  roads,  611 

Surface  treatments,  776,  777 
Storage,  739-741 
Transportation,  789-741 
Use  as  dust  layers 

Amount  used,  759-761 

Application,  759-761 

Cost  data,  760,  761 
Vegetable,  use  as  dust  layer,  768 
Oil  asphalt 
Analyses,  646 

646,646 


Oil  asphalt,  CowL 
Definition,  18 
Fluxed,  657 
Manufacture,  644-646 
Physical  properties,  646,  646 
Production,  682 
Use,  644,  646 
Oil  carpets 
limitations  of  use,  769-771 
See  Oil  surface  treatments 
Oil-cement-concrete  pavements,  1203 
Oil-gas  tar 
Definition,  18 
Production,  667,  668 
Use,  674 
Oiled  roads 
See  Dust  prevention 
See  Oil  surface  treatments 
Oiling  machines 
See  Distributors 
Oil  surface  treatments 
Construction 

Cost  data,  790-798 

Methods,  780-786 

Specifications,  788-790 
Maintenance,  794-798 
Olefine  hydrocarbons,  601, 602 
Open  hearth  process,  77 
Organization  of  highway  depart- 
ments 
Area  under  control,  1518 
Bibliography,  1577-1679 
Charts 

Audit  and  accounts  division,  1522 

District  highway  force,  1521 

Municipal  department,  1619 

Principal  assistant  engineer,  1520 

State  Department,  1523 
Civil  service  regulations,  1522-1624 

County,  1624 

Municipal,  1622, 1528 

Qualifications  of  executives,  1523 

State,  1622, 1528 

Township,  1524 
Correspondence  division,  1548 
Definition,  1616,  1517 
Essential  factors,  1617 
Essential  prerequisites,  1615,  1516 
Highway  engineer's  responsibility, 

1490-1492,  1616 
Inspectors,  1521,  1622 
Planning,  1518-1524 
Population,  distribution,  1518 
ScOpe  and  character  of  work 

County,  1518 

Municipal,  1617 

State,  1517, 1518 

Township,  1518 
Snow  removal,  1268-1275 
Street  cleaning,  1236-1240  • 
Waste  disposal,  1253-1256 
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Organizations 

Bibliography,  1677-1679 

Construction 
Cement-concrete  foundation,  1092 
Cement-concrete  pavements,  1178 
Stone  block  pavements,  1092, 1098 
Wood  block  pavements,  1060,  1061 

Highway  departments 
5m  Organisation  of  highway  de- 


Orthodase,  86,  87 
Overhaul,  816,  317,  427 

Computation  316,  317  \ 

Definition,  13 

Specifications,  448-460 
Overhaul  distance,  definition,  18 
Oxidation,  bituminous  material!,  616 

Blowing,  617 

Sulphurizing,  616,  617 


Page  impact  machine,  662 
Paint  coats 
Set  Foundations 
5«  Seal  coats 
Painting 
Bridges,  cost,  1401 
Se*  Paints 
Paints 

Bibliography,  1482, 1488 

Bituminous,  1473 

Black,  1476 

Blue  lead,  1474,  1475 

Culverts,  for,  1473 

Estimating  amounts,  1476 

Galvanizing  iron,  for,  1472,  1478 

Highest  ratings,  1472 

Iron  oxide,  1476 

Marine,  1474 

Preventing  electrolysis  in  concrete, 

1475-1477 
Red  leads,  1474 

Formula  for  mixing,  1474 

Specifications,  1474 
Steel  bridges,  for,  1474 
Tinned  surfaces,  for,  1473 
Tunnel  work,  for,  1473,  1474 
Water-tanks,  for,  1474 
Wooden  surfaces,  for 

Application,  1481 

Cost,  1481 

Driers,  1481 

Durability,  1481 

Oils  used,  1479, 1480 

Psste  form,  1481 

Specifications,  1479,  1480 

Tests,  1481 

ntine  specifications,  1480 
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Palliative,  ConL 

5m  Dust  layers 

Set  Dust  prevention 
Pantograph,  202 
Parabolas 

Area,  60 

Center  of  gravity,  60 

Construction,  37 

Equation,  36 

Moment  of  inertia,  60 

Normal,  86 

Proper  lies,  36,  87 

Tangent,  36 
Parabolic  curves,  227, 228 
Parabolic  trass  bridges 

Stress  computation,  1426,  1426 
Paraffin  hydrocarbons,  599,  600 
Paraffin  petroleums 

Appalachian  field,  626,  627 

Characteristics  of,  626,  627 

Crude,  constituents  of,  627 

Definition,  13 

Description,  610 

Hydrocarbons  in,  626 

Lima-Indiana  field,  626 

Mid-Continent  leld,  626 

Paraffin  scale  determination,  720 

Value  of,  626,  627 
Paraffin  test 

Method,  730,  781 

Value  of,  731 
Parallelopipeda,  rectangular,  29 

Area,  surface,  29 

Volume,  29 
Parapet  waDs 

Cement-concrete,  1464 
Park  highways 

Esthetics,  158 

Dust  palliatives  for,  748.  749 

Kansas  City,  Mo.,  system,  367,  368 

Residential  streets,  876 
Parks 

Acquirement  before  development, 

Connecting  parkways,  882,  383 

Kansas  City,  Mo.,  system,  367 

Neighborhood,  383 

Outlying,  376 

Parkways,  367 

Population  per  acre  of,  383 

Selection  of,  882 

Walks,  1869 
Parkways,  376,  382,  383 

Financing  improvements,  1490 
Patching  # 

Asphaltic  emulsion,  for 
Specifications,  777 

Definition,  18 

5st  Various  roads  and  pavements 
Patented  pavements 

Bituminous  concrete  pavements 
Liability  for  mfringten—W  848 
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tented  pavements,  Cont. 
bituminous  concrete  pavements,  CoiU. 

litigation,  848 

Prior  art,  849-858 
Contract  for,  848,  849 
demnity  bond  for,  849 
Ipedncation  requirements,  1572 
foment 

Annual  cost,  1839, 1340 
3faaracteristies,  1325-1880 
Cheapness,  1825 
3mders  for  slippery,  1262 
aassifleattan,  1820, 1821 

Traffle  basis,  1854-1859 
Construction  time  allowances,  1568 
Definition,  18 

Determinator,  use  of,  1828, 1824 
Development 

Change  in  character,  1821, 1822 

Mileage,  1321, 1822 
Durability,  1825-1828, 1840-1843 

Car-tracks,  1326, 1827 

Cleanliness,  1327, 1828 

Construction  method,  1326 

State  of  repair,  1827 

Width  of  roadway,  1826 
Saae  of  maintenance,  1829 
Saaineas  of  cleaning,  1328, 1344 
fcvorableness  to  travel,  1829, 1848 
financing 

Original  construction,  1605 

Renewals,  1506 

Selection  of  type,  1606 
first  coat,  1885-1337 
foundation*,  467,  468,  472-478 
trades,  nuudmum,  1347 
iiatory  cards,  1380-1835 
Maintenance  cost,  1837-1839 
tew  York  classification,  1489 

Permanent,  1490 

Preliminary,  1490 
Md,  as  foundations,  477,  478 
Properties  valuated,  1860-1864 

Blanchard's  method,  1862, 1368 

Canadian  engineers'  method,  1868 

Crosby's  method,  1361, 1862 

Pinner's  method,  1864 

Poi'ost  Service,  U.  S.,  method,  1868 

Tfllson's  method,  1360, 1861 
Ufls,  adjacent  to,  1292-1294 
te<niirementa  to  be  met,  1824 
teeistance  to  traffic,  1828, 1346 
lanitariness,  1829, 1880, 1848 
Section  of  type,  1822-1825 

Traffic  factor,  1824 
Etipperinees,  1828, 1346, 1847 

Experiment*,  1846, 1847 
Snow  removal,  1266-1275 
tabaurface  work,  effort  of,  1801 
tawna,  value  to,  1487 
frame,  effect  of,  176, 177 


Pavement,  Cord. 

Unusual  types,  1820 

Value  of,  1821 
Pavement  openings 

Amount  of  openings,  1301, 1302 

Backfilling,  1310, 1315, 1816 

Bibliography,  1816-1318 

Borough  of  Manhattan,  N.  Y.  C. 
regulations,  1809-1311 

Brooklyn,  N.  Y.,  practice,  1811-1818 

Cincinnati,  Ohio,  practice,  1808 

Effect  on  pavements,  1301, 1302 

European  practice,  1302 
Number  of  openings,  1802 

New  York  City  practice,  1809 

Permits,  1310, 1812-1316, 1654, 
1555 

Philadelphia  practice  and  regulations, 
1313-1316 

Prevention  of,  1308-1816 

Restoration  of,  1310, 1811, 1815 
Paving  setts 

Set  Stone  blocks 
Pea  gravel,  definition,  18 
Peat,  definition,  13 
Pegmatites,  94 

Definition,  18 
Penetration,  definition,  18 
Penetration  method 

Definition,  18 

See  Bituminous  macadam  pavements 
Penetration  test 

Conditions  affecting,  706 

Methods,  704-706 

Penetrometers,  704,  705 

Value  of.  706-708 
Penetrometers 

Dow,  704,  705 

New  York  Testing  Laboratory,  704 
Pennsylvania  naphthas,  726 
Pennsylvania  State  Highway  De- 
partment 

Bituminous  concrete  pavements 
Foundations,  854,  865 
Maintenance  methods,  928-980 

Bituminous  macadam  pavements 
Maintenance  methods,  842,  848 

Bituminous  surface  construction, 
783 

Cement-concrete  pavements 
Construction  organization,  1178 
Expansion  joints,  1188 

Earth  roads,  crow  sections,  485 

Grade  determination,  846 

Placing  drains,  453 

Road  classification,  833,  834 

Road  drag  standards,  614-516 

Rules  for  number  of  drains,  452 

Slope  ditches,  462 

Specifications 
Amiesite  pavements,  899,  900 
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Pennsylvania  State  Highway  Depart- 
ment. ConL 
Specifications,  Cont. 

Bituminous  macadam  pavements, 
880 

Cement-concrete  foundations,  475 

Clearing  and  grubbing,  419,  420 

Filbertine  pavement,  900,  901 

Hillside  embankments,  427 

Subgrades,  429,  430 

Top  dressing,  784 

Warranto  aggregates,  870 
Traffic  regulations,  402 
Percolating  basins,  464,  466 
Peridotite,  96 

Mineral  composition,  666 
Results  of  tests  on,  664 
Permits 

Classification,  1668 
Division  organization,  1663, 1664 
Erection,  1566 
Filing,  1554 
Forms,  1564 
Openings,  1564,  1666 
Operations  during  life,  1666-1667 
Philadelphia  practice,  1664-1667 
Specification  requirements,  1575 
Temporary  occupancy,  highways,  1665 
Petit  trass  bridges 

Panels,  depth  and  length,  1899 
Span  lengths,  1899 
Stress  computation,  1425 
Trusses,  weights,  1404 
See  Highway  bridges 
Petrogrsphic  examination,  rocks,  102 
Petroleums,  618-629 
Appalachian  field,  626,  627 
Asphalt  cements,  650,  651 
Asphaltic  627,  628 
Blown,  650 

California  field,  627,  628 
Characteristics,  625,  626 
Chemical  composition,  619,  625 
Classification,  610,  625-629 
Coefficient  of  expansion,  626,  698 
Colorado-Wyoming  field,  629 
Crude 

Asphaltic,  627,  628 

Paraffin,  626,  627  • 

Semiasphaltic,  628,  629 
Definition,  18,  608 
Distillates,  611 
Dust  layers,  641-643 
Emulstfication  of,  652-664 
Formation,  619,  620 
Gulf  field,  629 
Illinois  field,  629 

T-nrvntation  into  United  States,  622 
Indiana  field,  626 
n  field,  627 
ttinent  field,  626,  629 


Petroleums,  ConL 
Mining,  623,  624 
Occurrence,  618,  619 
Origin,  618-620 
Paraffin,  626,  627 
Paraffin  scale  determination,  739 
Penetration  of,  707 
Production,  620-623 

United  States,  621-623 

World,  620,  621 
Refined  asphalts,  647 
Refining,  640,  641 
Residual 

Analysis,  643 

Physical  properties,  642,  643 

Use,  642 
Residual  carpeting  mediums,  644 
Residual  fluxes,  643,  644 
Residues,  611 
Semiasphaltic,  628,  629 
Sludge  asphalts,  647,  648 
Specific  gravity,  625,  626 
Stills,  638-640 

Blowing,  648,  649 
Storage,  625 
Tests  for,  733,  734 
Transportation,  624,  625 
Trinidad  field,  627 
Petrol  motor  roller,  definition,  13 
Philadelphia 
Administration  and  organisation 

Snow  removal,  1269-1276 

Street  cleaning,  1236-1240 

Waste  disposal,  1253-1255 
Bituminous  surfaces 

Construction  data,  790,  791  ' 

Cost  data,  791 
Clean-up  week,  1219 
Collection  of  trade  waste,  1243 
Contract  procedure,  1557-1670 
PnrTpimrir  ntn  1 1  (joining  rlniaiflrs 

tion,  1220 
Garbage  reduction  method,  1248 
Garbage  schedule  card,  1254 
Painting  street  equipment,  1231 
Pavement  opening  practice,  1313-1316 
Planning  boards,  1581-1635 
Specifications 

Cut-back  asphalts,  776 

Grading,  446,  447 

Standard  clauses,  1570-1577 

Stone  block  pavamenta,  1075,  1065 

Warrenite  cement,  880,  881 
Unit  cost  records,  1540-1543 
Philadelphia  rod,  197 
Photo  printing,  299 
Black  line  prints,  299 
Blue-prints,  299 
Machines,  299 
Picks,  482 
Piers,  effect  on  waterways,  1398 
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I  iron,  76, 77 
Purification,  77 
3pedficatlons,  78 
*  foundations 
Concrete,  1462 
Oesign  formulas,  1461 
Pile,  definition,  18 
Sheet  piling,  1462 
tod  piling,  1462 
Wooden  piles,  1461 
i-connected  trass  bridges 
design,  1426-1429 
Itrosssu,  1419-1426 
heights 

Petit  trasses,  1404 

Pratt  trasses,  1408 


life,  79 

^ong-leaf  yellow,  wood  blocks,  1081 

Norway,  working  ■trossco,  81 

linking,  80 

louthern  yellow,  and  white 

Life,  79 

Weight,  82 

Working  stresses,  81 
Ipeeifications,  80,  81 
Jnit  stresses,  81 
Weight,  82 
18,  StOOl 
1401 
1,1428 
pe  drains 

3ast  iron,  specifications,  78 
Determination  of  sise,  462 
>ladng,  458 

tales  for  number  and  spacing,  462 
Ipeeifications,  Columbus,  Ohio,  469 

roe 

Absorption  tests,  464-456 
Freezing  and  thawing  tests,  456 

457 
Supporting  strengths,  458 
Specification*,  Am.  Soc.  Test. 

Mat.,  458-459 
Visual  inspection,  457,  469 

Frenches  for,  461,  462 

m  galleries 

Kbiiography,  1816-1318 

Chicago,  1808-1806 

Financial  problem,  1804,  1807 

Glasgow,  1807 

London,  1805, 1806 

falflan,  1807 

4ew  York  City,  1302,  1303 

Nottingham.  Eng.,  1306,  1307 

•"hysical  problem,  1807, 1308 

It.  Helens,  Eng.,  1807 

Kdewalks,  under,  1805 

»e  culverts,  1451, 1452 

»e  systems 

fee  Pipe  galleries 


Pitch 
Bituminous  macadam  pavements 

Specifications,  816,  817 
Definitions 
British,  14,  21,  22 
Hard,  13 
Soft,  13 

Straight-run,  18 
Testing 
See  Bituminous  materials 
Pitch  fillers,  683 
Brick  pavements,  for,  1185 
Sand  mixture,  1081 
Specifications,  1083-1088,  1090 
Stone  block  pavements,  for,  1080 
Pitch  grouting,  definition,  14 
Pitchmac  pavement 
Construction,  824 
Maintenance  cost  data,  1889 
Specifications 

Construction,  832,  888 
Pitch,  816,  817 
Tonnage  life,  1839 
Pitch  pockets,  definitions 
Large,  14 
Small,  14 
Standard,  14 
Pitch  streak,  definition,  14 
Pittsburgh 
Specifications 

Catch-basins,  465,  466 
Cement-concrete  walks,  1874 
Protected  cement-concrete  curbs 

1886 
Sandstone  curbs,  1884 
Plagjoclase,  87 
Plane  surveying,  202-208 

Angular  measurements,  202,  203 
Base  lines,  204-206 
Magnetic  bearings,  208 
Monuments,  208 
Traverse,  202,  203 
Traverse  systems,  207,  208 
Triangulation  systems,  203-208 
See  Highway  Surveying 
Plain-table,  196 
Plane-table  surreys,  209-212 
Instruments,  194-196 
Intersection  method,  212 
Resection  method,  212 
Three  point  problem,  212 
Traverses,  212 
Planimeter,  201,  202 
Planning  boards  for  administrative 
control  of  highway  work 
Construction,  1582 
Current  status  records,  1584,  1585 
Equipment,  1531,  1532 
Legends,  1532,  1588 
Operation,  1584 
Philadelphia  practice,  1531-153 
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Planning  boards*  Cord, 

Routing  repair  work*  1584 
Plants 
Crushing  and  screening,  for  gravel,  680 
Mixing,  for  bituminous  aggregates, 
881-886,  970-976 
Plate  girder  bridges 
Cost,  1400,  1401 
Depth,  economic,  1414, 1415 
Design,  1418-1418 
Flanges,  1415-1417 
Cutting  off,  1416, 1417 
Rivet  spacing,  1416 
Splicing,  1417 
Rivet  values,  1418 
Stilreners,  1414 
Web,  1415 
Splicing,  1417 
Pistes,  78 

Wrought  iron,  specifications,  78 
Plows,  488 
Cost,  480 
Depreciation,  481 
Grading  plow,  480 
Method  of  operation,  880,  448 
Rooter  plow,  430 
Plug  and  feathers 

Breaking  boulders,  425 
Plumb  bobs,  194 
Plutonic  rocks,  92 

Definition,  14 
Pocket,  definition,  14 
Pointing,  definition,  14 
Polaris,  215 

Azimuth  determination,  214, 216 
Polymethylene  hydrocarbons,  608,  604 
Polyphenyl  hydrocarbons,  606 
Porphyritic,  90,  91 

Definition,  14 
Porphyry,  91,  98 
Definition,  14 
Stone  blocks,  for 

Crushing  strength,  1069 
Hardness,  1069 
Toughness,  1069 
Portland,  Ore. 

Rock  grading  classification,  422 
Specifications 
Bitulithic  pavement,  922,  928 
Bituminous  concrete  foundation, 

474 
Broken  stone  foundation,  472 
Portland  cement,  67-59 
Bag,  60 
Barrel,  60 

Chemical  analysis,  58,  60,  61 
Chemical  properties,  59 

'"on,  14,  59  J 

\  69,  60  K 

"8,68 
,60 


Portland  cement,  CotA* 
Manufacture,  69 
Mortar,  68,  64 
Neat,  68,  66,  66 

Normal  consistency  test.  68,  €4 
Packages,  60 
Paste,  68,  66,  66 
Rejection,  60 
Samples,  60 

Setting,  time  of,  68 

Tests,  66,  66 
Soundness,  69,  60 

Test,  64 
Specifications,  Am.  Soc  Teat 

69-66 
Specific  gravity,  69 

Test,  62 
Tensile  strength,  69.  60 

Test,  66 
Tests,  69-66 
Posts,  bridge 
Cost,  1401 
Design,  1427, 1428 
Pot-hole,  definition,  14 
Pouring  cans 
Description,  778 
Use  in  construction,  8UMS20 
Powder,  blasting,  423,  424 
Power,  67 

Horse-power,  57 
Power  drilling 

Rock,  572 
Prstt  truss  bridges 
Panels,  depth  and  length,  1399 
Pin-connected  trusses,  weight,  1408 
Riveted  trasses,  weight,  1402 
Span  lengths,  1399 
Stress  computation,  1420-1422 
Dead  load,  1420,  1421 
Live  load,  1421,  1422 
Preliminary  inrestigations,  highways. 
147-192 
Atactics,  160, 151 
Availability  of  materials,  160 
Bibliography,  189-192 
Cost  records,  value,  1686 
Estimates  of  cost,  187 
Financing,  1501 
Grades,  154-167 

Highway  bridge  location,  1397, 1396 
History  cards,  1330-1386 
Local  environments,  151 
Location,  147-164 
Curves,  148, 149 
Economies,  149, 180 
Effect  of  climatic  conditions,  drain- 
age and  foundations,  151-154 
Future  requirements,  153,  154 
Lines,  148-160 
Tangents,  148, 149 
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reHmfnary  investigations,  Cont. 
Natural  foundations,  469 
Quarrying,  139,  140 
Railroad  grades  w  humping,  157 
Report  forma,  187-189 
Selection  of  siirfaeings,  181-187 
Traction,  164, 166 
Traffic,  160-181 
Width*,  168-162 

See  Comparison  of  roads  and  pave- 
ments 
>reserration  of  highway  structures, 

1469-1488 
Bibliography,  1482,  1488 
Set  Paints 

See  Preservative  treatments 
>reaervmtive  treatments 
Cement  drain  tile,  1482 
Creosote  oil  preservative 

Specification*,  Am.  Ry.  Eng.  Assn., 
1086,1067 
Metal 

Bower-Barn*  process,  1471 
Copper,  1471 
Lead,  1471 
Tin  plate,  1471 
Zinc  coatings,  1470, 1471 
Stone  structures,  1482 
Wood,  1477, 1478 
Wood  blocks,  1087-1042 
See  Paints 
Pressure  distributors 
Descriptions,  779,  780,  818 
Essential  properties,  777,  778 
Specifications,  Am.  Soc.  Mun.  Imp., 
780,  818 
Prismoidal  corrections,  810-818 
Prisma,  80 
Area,  lateral  surface,  80 
Center  of  gravity,  60 
Moment  of  inertia,  50 
Volume,  80,  60 
Prirste  developments,  886-887 
Legislation  controlling,  886,  887 
Private  street  systems,  886,  886 
Real  estate  operators,  886 
Restrictions  by  owners,  404 
Profiles 
Definition,  14 
Leveling,  282 
Mapping,  294,  296,  297 
Paper  used,  296,297 
Scales,  297 
Tracing,  297 
Plotting,  184, 186 
Property 
Boundaries,  860-868 
Restrictions  on  use,  409-412 
Zoning,  412-416 
PtopesaJs 
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Proposals  Con*. 

Distribution  of  forms,  1666 

Equipment,  1660, 1661 

Grading  capacities,  1662 

Pavement  construction,  time  allow- 
ances, 1668-1666 

Preparation,  1661,  1662 

Specification  requirements,  1671 

Submission,  1667 
Protractors,  201 
Providence,  R.  I. 

Stone  block  specifications,  1078 
Pug  mill  mixer,  882,  976 
Pumps 

Diaphragm,  1468 

Steam  siphon,  1463 
Puzzolan  cement,  67,  68 

Chemical  analysis,  68 

Definition,  14 
Pycnometer  specific  gravity  methods, 

698,694 

Pyramids,  30 
Area,  lateral  surface,  30 
Center  of  gravity,  60 
Frustum,  80 
Area,  lateral  surface,  80 
Volume,  80 
Moment  of  inertia,  60 
Volume,  80,  60 
Pyroxenes,  87, 88 


Quarrying,  138-146 
Blasting,  144 
Borrow-pits,  146 
Claerincation,  142,  148 
Conditions  influencing,  139 
Cost,  148 

Core  boring,  141 
Development  of  quarry  face,  142 
Dimension  blocks,  143-146 
Dumping,  142 

Essential  requisites  of,  188, 18* 
Estimating  quantity,  141 
Fresh  rock,  140,  141 
Geological  maps,  use  of,  140 
Location  of  quarry,  140,  142 
Method  of  operation,  141-146 
Overburden,  141 
Plan  of  operating,  141, 142 
Plug  and  feathers,  use  of,  148 
Preliminary  investigations,  139 
Rock,  672-676 

Cost,  672 
Terraces  in,  142, 148 
Waste  disposal,  142 
Weathered  rock,  140 

Quarters,  definition,  14 

Quartz.  86 
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Quartzite,  99 

Remits  of  tests  on,  564,  667 
Queen  post  timber  bridges,  1430 


R 

Back,  definition,  14 
Radii,  tables,  285-280 
Radius  of  curves,  221-284 
Radius  of  gyration,  49 
Railing,  iron  pipe,  1464 
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Development  of  types,  1284, 1286 

Filling  for,  1291,  1292 

Grooved  side-bearing,  1286, 1286 

Life,  1286 

Loads  carried,  1284 

Pavements  adjacent,  1292-1294 

Removable  beads,  1286 

Reversible,  1286 

Side-bearing,  1286 
Railways 

Industrial,  442,  448,  582 

Street,  871-878 

Subways,  871,  872 
Rakes,  482 

Bituminous  pavement,  977 
Rammers,  977 
Ramp,  definition,  14 
Range  poles,  194 
Rankine-s  formula,  65 
Rattler  tests 

Asphalt  blocks,  911,  912 

Brick,  1114-1121, 

Broken  stone,  559,  560 

Cement-concrete,  1172-1174 

Gravel,  526,  527 
Raveling,  definition,  14 
Records 

History  cards,  1880-1885 

Progress  of  work,  821,  822 

Unit  cost,  1585-1547 

Visible,  1580-1585 
Philadelphia  practice,  1681-1586 
Rectangles 

Area,  50 

Center  of  gravity,  50 
Moment  of  inertia,  60 
Recut  stone  block  pavements 
Construction,  1088,  1089 
Cost  data,  1098,  1094 
Recut  stone  blocks 

Cost  data,  1089 

Description,  1088 

Specifications,  1074 
Redwood 

Definition,  19,  79 
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Refined  asphalts 

Bermudas,  666-657 

Analysis,  656 
Cuban,  657 

Analysis,  667 
Definition,  14 

Penetration,  effect  of  flux*  708 
Petroleum,  647 
Sheet-asphalt,  for,  951-968 

Inspection,  962,  964 

Specifications,  966,  967,  969 
Trinidad,  655-657 

Analysis,  666 
Refined  tars 
Carpeting  mediums,  681,  682 

Analyses,  682 
Cements,  682,  688 

Analyses,  688 
Coefficient  of  expenakm,  698 
Definition,  16 
Dehydration,  676 
Dust  layers,  680,  681 

Analyses,  681 
Free  carbon  content,  678,  679 

Determination,  721-728 
Inspection,  741-744 
Naphthalene  content,  679,  680 
Purchasing,  738,  789 
Refining,  676-678 
Sampling,  741-748 
Specifications,  736 

Bituminous  concrete,  875,  878-881, 
908 

Bituminous  «*•*- ^«™>  814-817 

Surface  treatments,  773-776 
Stills,  674-676 
Storage,  739-741 


Sm  Bituminous  materials 

Tests  for,  784 

Transportation,  789-741 
Refining  processes  lor  bituminous 
materials 

Blowing,  617 

Cracking,  615,  616 

Dehydration,  613 

Distillation,  613-616 

Emulslflcation,  618 

fluxing,  617,  618 

Oxidation,  616,  617 

Sedimentation,  612,  613 

Sulphurising,  616,  617 
Refuge,  definition,  15 
Reinforced  concrete,  71-76 

Beams,  72-76 

Bond,  74 

Bonding  surfaces,  1476 
Improvement  of,  1476 
Tests  of,  1476 

Cinder  concrete,  72 
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Enforced  concrete,  CcmL 
Columns,  78 
concrete,  73 

Working  strews,  73,  74 
definition,  12,  15 
Design  formulas,  74-76 
failures,  causes,  71,  72 
Materials,  72 
If  odulus  of  elasticity,  74 
prevention  of  electrolysis,  1476*1477 
Portland  cement,  72 
Proportions,  concrete,  72 
See  Reinforcement 
iflf  orced  concrete  beams,  72-76, 

1484-1436 
inf  arced  concrete  culverts,  1468, 

1454 
inf  orced  concrete  highway  bridges 
Irebes,  1437-1449 
tesyns,  1434-1486 
bonding  surfaces,  1476 
Girders,  1436,  1487 

inf  orced  concrete  pavements,  1184- 

1186 
inf  orced  concrete  walls 
lending  surfaces,  1476 
Construction,  1458,  1459 
Design,  1456, 1467 
Enforcement 

Seams,  72,  73,  74-76 

9ond,74 

Columns,  78 

Compression,  74 

Definition,  15 

Design  formulas,  74-76 

EGgh  carbon  steel,  72 

Modulus  of  elasticity,  74 

Shear,  74-76 

Shrinkage  stress,  72 

remperature  stress,  72 

Feneion,  74 

Jltimate  tensile  strength,  72 

Web,  in  beams,  75,  76 

newtls 

Definition,  15 

Long  term  bonds  for,  1498 

ipairs,  definition,  16 

port  forms,  187-189 

Brick  tests,  1120 

Construction  data,  1881, 1833 

Coat  details,  1881, 1384 

Maintenance  data,  1331 

Materials  used,  1881 

Bttuminous,1836 

Non-bituminous,  1384,  1885 
Physical  condition  of  roadway,  1382 
Preliminary  investigations,  high- 
ways, 187-189 
Roadway  construction 

Am.  Soc  C.  E.  forms,  1832-1835 

Aval    1272-1 27ft 


Report  forms,  Cont. 

Street  cleaning,  1237-1289 

Topeka  bituminous  concrete,  902 

Traffic  census,  1882,  1388 

Waste  disposal,  1265 
Residual  petroleums 

Analysis,  648 

Definition,  15 

Fluxes 
Analyses,  644 

Physical  properties,  648,  644 
Use,  643 

Physical  properties,  642,  643 

Use,  642 
Resurfacing,  definition,  16 
Retaining  walls 

Bibliography,  1465-1467 

Construction,  1467-1459 
Cement-concrete,  1467, 1468 
Forms,  1458,  1469 
Reinforced-concrete,  1468 
Stone  masonry,  1457 

Design,  1454-1457 
Reinforced  concrete,  1456, 1467 
Rhode  Island  State  Board  of  Public 
Roads 

Specifications 

Cobblestone  gutter,  1890 
Rough  stone  foundation,  472 
Rhyolite,  91 

Definition,  15 

Mineral  composition,  666 

Results  of  tests  on,  564 
Riddle,  definition,  15 
Right-of-way 

Areas,  291 

Description,  290,  291 

Surveys,  290,  291 

Widths,  848,  849 
Ring  shake,  definition,  15 
Rings 

Center  of  gravity,  60 

Moment  of  inertia,  60 

Volume,  50 
Ring  stones,  definition,  15 
Riprap,  definition,  15 
Rivers 

Alluvial  cones,  117 

Bank  protection,  116 

Crossings,  115, 116 

Deltas,  117 

Deposits,  116,  117 

Distribution  thruout  U.  S.,  123-184 

Levee,  116 

Mature,  115,  116 

Meanders,  116,  116 

Road  location,  115-117 

Terraces,  107,  108 

Young,  115 
Riveted  truss  bridges 

Cost.  1400.  1401 
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Riveted  trass  bridges,  ConL 
Weights 

Lateral  systems,  1404 

Pratt  trusses,  1402 

Warren  trusses,  1402, 1408 
Sec  Highway  bridges 
Road 

Alignment,  840-844 

Crass  roads,  841,  842 

Curves,  842,  843 

General  principles,  840,  841 

Grade  crossings  elimination,  348 

Improvement  of,  841,  842 
Annual  cost,  1358,  1864 
Boundaries,  360-858 

Abandoned  roads,  352 

Establishment,  863 

Legal  status,  860-368 

Road  materials  within,  852 

Specifications,  362,  368 
Characteristics,  1326-1880 
Cheapness,  1325 
Classification,  382-885 

California  Highway  Comm.,  884 

Pennsylvania,  338,  334 

Traffic  basis,  1364-1359 

United  States,  382,  883 
Cleaning,  1227 

Gang,  1227 
Connecting  two  towns,  875 
Cross  roads  improvement,  341,  342 
Crowns,  347,  348 

Curves,  on,  347,  848 
Curves,  842,  343  . 

Clear  sight,  343 

Minimum  radius,  842,  343 
Definition,  15 

Determinator,  use  of,  1828, 1324 
Development,  831-338 

United  States,  382,  333 
Durability 

Car  tracks,  1326, 1827 

Cleanliness,  1327, 1328 

Construction  method,  1826 

State  of  repair,  1327 

Width  of  roadway,  1826 
Dust  palliatives  for,  748 
Ease  of  maintenance,  1329 
Easiness  of  cleaning,  1328 
Favorableness  to  travel,  1829 
First  cost,  1352 
Grades,  344-847 

Longitudinal,  844-846 

Maximum,  347,  1347 

Minimum,  347 

Road  resistances,  346,  347 
Grading  specifications,  447-460 
History  cards,  1330-1835 
Intersection  grades,  306 

assessments  for,  1497 
-*,  888-340 


340 
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Road,  Ond. 
Location,  ComL 

By-pass,  389 

General 

New,  338 

Old,  888,  839 
Maintenance  coat,  1352,  1363 
Properties,  1849-1364 

Valuated.  1861-1364 
Requirements  to  be  met,  1224, 1326 
Resistance  to  traffic  1328,  1829 
Road  systems,  382-838 

Planning.  386-838 
Sanitariness,  1829, 1830 
SUpperiness,  1328 
Snow  removal.  1268 
Subcrust  movements,  466,  467 
Suitability  for  local  conditions,  1869 
Surface  waters,  368-866 

Care  of,  364 

Damages  from,  856,  356 

Definition,  363,  864 

Legal  status,  364-366 
Traffic,  effect  of,  176,  177, 1324 
Traffic  regulations,  866-4161 

Horse  drawn  vehicles,  357,  868 

Loads,  368-360 

Mich.  Highway  Comm*  359-861 

Motor-truck  dimensions,  356,  35? 

Motor-truck  traffic,  867 

N.  Y.  State  Highway  Coomv,  368 

Tires,  358-360 
Wear,  1349,  1360 

Apparatus  for  measuring,  1351 
Widths,  848-450 

Affected  by  ear  tracks,  860 

Recommendations,  360 

Right-of-way,  348,  849 

Roadways,  349.  360 

Separate  roadways,  349 

Trunk  routes,  375 

Used,  360 
Road  administration 

See  Administration  of  highway  de- 
partments 
Road-bed,  definition,  15 
Road  Board  of  England 
Determinator  of  roadway  type,  1823 
Specifications 

Bituminous  concrete  pavement,  8M 

Bituminous  "»»*—**■—  pavement, 
816 

Broken  stone  roads,  684,  685 

Tar  surfaces,  774-776,  786-788 
Traffic  units,  164, 166 
Road  crust,  definition,  16 
Road  drags 

Dragging  contract,  516,  617 
Dragging  law,  516 
Lap-plank,  515,  516 
Operation  ot  513,  61/ 
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id  drags,  ConL 

•ton.  State  Highway  Dept.  stand 
ards,  514-516 

lank,  515 

iplitrlog,  514,  515 

fceel,  516 

ad  edge,  definition,  16 

ad  graders,  487,  488 

?ost,487 

depreciation,  431 

description  of  types,  487 

dethod  of  operation,  487,  488 
U.  S.  O.  P.  R.  directions,  488 

ed  machinery,  480-445 

Juck  scrapers,  484,  486 

3arts,4S8 

Cement-concrete  mixers,  69,  476, 
1167-1169 
572,  573 
432-445 

[>rag  scrapers,  484-487,  446 

Elevating  graders,  488-440 

Fresno  serapers,  434,  486 

[nduetrial  railways,  442,  448 

Life,  481,  482 

Methods  of  use,  482-445 

Mixing  plants,  881-885,  970-976 

Plows,  438 

Purchase,  480,  481 

Road  drags,  514-616 

Road  graders,  437,  438 

Rollers,  448,  444 

Scarifiers,  444 

Small  tools,  482,  976,  977 

Steam  shovels,  441,  442 

roots,  431,  482 

Upkeep,  431 

Wagons,  438,  436,  437,  445 

Mid  metal,  definition,  15 

Mid  resistances,  346,  347 

Mid  scrapers,  484-487,  445 

Mid  surveys 

See  Highway  surveys 

Mid  systems,  882-888 

Classification,  832-886 

Planning 

Financial  considerations,  886 
Form  of  the  system,  887,  888 
Fundamental  principles,  885 
Maps,  use  of,  835,  836 
Reconnaissance,  886 
Traffic  census,  use  of,  886 

Mulwsys 

Car  tracks  in,  1282-1284 

Cost  per  mile,  different  widths,  315 

Crowns,  847,  848 

Curves,  842,  843 

Definition,  16 

Determinator,  use  of,  1828, 1824 


i,  460,  461 
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Roadways,  Coni. 
Grades,  344-847 
Grading  specifications,  446-450 
Separate,  849 
Surfacings 

Characteristics,  1825-1830 

History  cards,  use  of,  1380-1886 

Requirements  of,  1824, 1325 

Selection  of,  1822-1325 
Widths,  348-350,  894,  895 

Excess,  894,  896 

Ordinance  regulation,  894 
Rochester,  N.  T. 
Stone  block  pavement  specifications, 

1075, 1086 
Topeka  pavement,  analysis,  865 
Rock,  8S-108 

Abrasion  tests,  559,  660 

Absorption  test,  659 

Age,  113 

Bearing  power,  1459 

Beds,  113 

Blasting,  424-426 

Carbonation  oC,  108 

Cementation  test,  560,  561 

Chemical  composition,  86 

Classification,  85,  86 

Cost  of  core  boring,  141 

Crushing,  672-575 

Crushing  strength  test,  668 

Decomposition,  102,  108 

Dip,  112 

Disintegration,  102, 108 

Distribution  thruout  U.  S.,  128-184 

Errosion,  102,  108 

Examination,  118 

Excavation,  428-426 

Cost,  445 

Rate  of  progress,  1562 

Specifications,  448 
Fails,  122, 128 
Faults,  111-114 
Folds,  114, 115 
Grading  classification,  421,  422 

Specifications,  Portland,  Ore.,  422 
Grain,  144 
Hardness  test,  668 
Hydration  of,  102 
Igneous,  89-97 
Joints,  118, 114 
T smiting  test  values,  566 
Metamorphic,  100-102 
Mineral  composition,  655,  656 
Oxidation,  102 
Petrographic  analysis,  102 
Physical  properties  of,  663-667 
Pitch,  112,  113 
Porosity,  118 

Quarrying,  138-146,  672-575 
Results  of  tests  on,  668-566,  56" 
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Rock,  Coal. 
Road  metal,  for.  656 


656 

Fidd  stone,  665 

Granite,  666 

limestone,  666 

Trap  rock,  666 
Safe  slopes,  128 
Sampling,  665,  667 
Sedimentary,  97-100 
Service  tests,  557 
SUdes,  122,  123 
Solution,  102 
Specific  gravity  testa,  667,  658 

Coarse  segregates,  567,  658 

Stone  screening*,  568 
Stone  blocks,  for,  1067-1070 

Crashing  strength,  1069 

Granite,  1068 

Hardness,  1069 

Sandstone,  1068, 1069 

Tests,  1070 

Toughness,  1069 

Trap  rock,  1070 

'Whin  stone,  1070 
Strike,  112 
Structure,  111-115 
Tests  for,  555,  557-566 
Texture,  89,  90 
Toughness  test,  561-568 

Variables,  662,  563 
Weathering,  102, 108 
Weight,  101, 102 
Rock  asphalt 
Analyses 

American,  1013-1015 

European,  1014 

Kentucky,  662 

limestones,  660,  661, 1014 

Sandstones,  661,  662, 1015 

Texas,  661,  662 
European,  660,  661 
Kentucky,  662 

limestones,  660.  661, 1013, 1014 
Mining,  633,  659 
Occurrence,  658,  659 
Origin,  629-631 
Preparation,  659,  660 
Production,  631-633 
Sandstones,  661,  662,  1014-1016 
Texas,  661,  662 
Rock  asphalt  pavements 
Analyses,  1016 
Bibliography,  1018, 1019 
Characteristics,  1018 
Cost  data,  1018 
>,  15 
-   1012 
m  to  travel,  1348 
'.018 
olopmenty  1012,  1018 
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Rock  asphalt 
Laying,  1017 
Life,  1342 

Maintenance  cost  data*  1338 
Maintenance  methods,  1018 
Manufacture,  1016,  1017 
Rock  asphalt 

American,  1013-1016 

European,  660,  1014 

Kentucky,  662 

Limestones,  660,  1013 

Mining,  633,  659 

Occurrence,  658,  669 

Preparation,  659,  660 

Production,  631-633 

Sandstones,  661,  1014-1016 
Specifications,  conatructioB,  1017 

Boro  Manhattan,  New  York  Qty, 
1017,  1018 
Theory  of  durability,  1016 
Wear,  rate  of,  1343 


Rods,  194,  197 
Level 

Boston,  197 

New  York,  197 

Philadelphia,  197 

Precise,  197 

Self-computing.  197 

Self-reading,  197 

Tape,  197 
Range  poles,  194 
Sight,  194 
Stadia,  197 
Rollers,  443,  444 
Hand,  978 

Heavy,  definition,  15 
Hone,  443 
light,  definition,  16 
Tandem,  444,  978 
Three-wheel,  443,  444,  978 
Rolling  resistance,  43 
Roman  highways,  1068, 1064 
Rough  stone  foundatioiis,  472 
Construction,  472 
Specifications,  472 
Rubbish 
Administration  of  *twpn—it  1252-1255 
Bibliography,  1275,  1276 
Calorific  analysis,  1246,  1247 
Collection,  1245 
Cost  of  disposal,  1242 
Description,  1241 
Disposal  plant,  1245,  1246 
Dumps,  1246 
Equipment  for  collection 

Description,  1251 

Horse  drawn  at  motor  trucks,  1250 

Identification,  1251 

Painting,  1252 
Highway  receptacles,  1219,  1220 
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deehanieal  analysis,  1246 

donthly  fluctuation,  1242 

>rganization  for  disposal,  1268-1265 

tolling  prices,  1246,  1247 

Weight,  1243 

ibble,  definition,  16 

ibble  concrete,  definition,  16 

ibble  pavements,  development,  1822 

iral  districts 

Highways,  value  of,  1485, 1486 

State  aid,  1486 


Bituminous  materials,  687 
Barrels,  742,  743       •* 
Drums,  742,  748 
Factors  governing,  741,  742 
Tanks,  742 
Brick,  1115 
Broken  stone,  556,  667 
Cement-concrete,  1171, 1172 
Gravels,  528,  524 
Rock,  555,  567 

Sheet-asphalt  materials,  964-966 
and 

Composition,  106,  488,  489 
Data  for  records,  1384 
Definitions,  16,  106,  488,  496 
Description,  468,  469 
Distribution  thruout  U.  S.,  128-184 
Fillers,  1079 

Function  in  sand-clay  roads,  488 
Mechanical  analysis,  944,  945 
Porosity,  120 

Safe  bearing  power,  168,  486, 1459 
Shape  of  grains,  118 
Sheet-asphalt 

Analyses,  945-947 

Bank,  948,  949 

Essential  characteristics,  944 

Function  in,  966 

Grading,  968 

Inspection,  962,  964 

Mesh  composition,  944,  945 

Pit,  948,  949 

Prospecting  for,  950 

River,  947,  948 

Sampling,  965 

Shape  of  grains,  959-961 

Sources  of  supply,  947-949 

Specifications,  967-969 

Standard  composition,  945 

Surface  of  grains,  946 

Voids,  949,  950 

Weight,  949 
Subsoil  of  sand-clay  roads,  505,  506 
Ungraded,  mixed  with  bituminous 
915,  916 


Sand,  CotiL 

Weight,  949 
Sandals,  977 

Sand-day  roads,  488-517 
Advantages,  484 
Bibliography,  517,  618 
Clay  subsoil,  on,  508-606 
Construction,  496,  601-508 
Cost  data,  507,  508,  1852 
Definitions,  16,  488 
Drainage,  501 

Historical  development,  488 
Life,  485 

Loam  base,  on,  506 
Location,  5Q1 
Maintenance,  511-517 

Cost,  613 

Dragging,  618-617 

Dust  prevention,  612,  518,  747- 
764 

Patrol  system,  612 
Mileage,  488,  484 

Safe  bearing  power,  158,  466,  469,  486 
Sand  subsoil,  on,  505,  606 
Soils,  485-496 

Classification,  486,  487 

Composition,  491 

Field  tests,  491-494 

Georgia,  490,  491 

Laboratory  tests,  491,  492,  494 

Physical  properties,  485-492 

Safe  bearing  power,  486 

Sampling,  492,  498 

Specifications,  495,  496 
Specifications,  construction 

Maine  State  Highway  Comm.,  607 

U.  S.  O.  P.  R.,  506,  607 
Suitability,  484,  485 
Traffic  suitability,  1354, 1855 
Sandstone 
Bluestone,  99 
Characteristics,  88 
Composition,  99 
Compressive  strength,  82 
Definition,  16 

Distribution  thruout  U.  S.,  128-184 
Mineral  composition,  556 
Porosity,  118 
Quartzite,  99 
Quarrying  of,  144 
Results  of  tests  on,  564,  565,  567 
Safe  slope,  128 
Specific  gravity,  82,  98 
Stone  blocks 

Colorado,  1069,  1070 

Crushing  strength,  1069 

Hardness,  1069 

Kettle  River,  1068, 1069 

Medina,  1068 

Specifications,  1074, 1076 
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Sandstone,  ConL 

Texture,  98,  99 

Weathering,  99 

Weight,  82 
Sandstone  block  gutters,  eat,  1888 
Sandstone  block  pavements 

Properties  valuated,  1863 

See  Stone  block  pavements 
Sandstone  curbs 

Manufacture,  1388 

Specifications,  Pittsburgh,  1884 
Sapwood 

Definition,  16 

Timber,  80 
Scales,  drawing,  294-299, 802, 808 
Scarifiers,  444 
Scarify,  definition,  16 
Scavenge,  definition,  16 
Schists,  101 

Definition,  16 

Distribution  thrnout  U.  S.,  128-184 

Results  of  tests  on,  664 
Schistose,  definition,  16 
Schofield  abrasion  test,  569,  660 
Scores,  definition,  16 
Scoria-block  pavements 

Deterioration,  nature  of,  1848 

Lite,  1343 
Scrapers,  484,  486 

Use,  light  excavation,  428 
Screen,  definition,  16 
Screening 

Broken  stone,  568,  572 

Gravel,  629,  580 
Screenings,  definition,  16 
Seal  coats 

Definition,  16 

See  Bituminous  concrete  pavements 
Sea  water 

Physical  properties,  752,  758 

Use  as  dust  palliative,  758 
Second  International  Road  Congress 

Foundations,  conclusions,  466 
Sectors 

Area,  50 

Center  of  gravity,  50 

Moment  of  inertia,  50 
Sedimentary  rocks,  97-100 

Binder,  97 

Classification,  98 

Composition,  97 

Minerals  in,  88,  89 

Texture,  97 
Sedimentation  of  bituminous  materi- 
0         als,  612,  613 
Seepage, 114, 119 

Definition,  16 

*0 
of  gravity,  50 
t  of  inertia,  60 


Semiasphaltic  petroleums 
Colorado-Wyoming  field.  629  . 
Characteristics  of,  628,  629 
Cracked,  constituents  of,  629 
Crude,  constituents  of,  629 
Description,  610 
Gulf  field,  629 
Hydrocarbons  in,  628 
Illinois  field,  629 
Mid-Continent  field,  629 
Paraffin  scale  determination,  790 
Value  of,  628,  629 
Semi-circle 
Area,  50 

Center  of  gravity,  50 
Moment  of  inertia,  60 
Serpentine,  89, 101 
Service  test  pavements 
Bituminous  concrete,  9SS,  984 
Wood  block,  1082,  1088 
Setting  up,  definition,  16 
Setts 

Definition,  16 
See  Stone  blocks 
Sewer  inlets 

Cleaning,  1227,  1228 
Shafts,  round,  54 

Stresses,  54 
Shakes,  definition,  16 
Shales 
Composition,  100 

Distribution  thruout  U.  S^  123-1*4 
Porosity,  118 
Results  of  tests  on,  564 
Safe  slope,  128 
Specific  gravity,  100 
Weathering,  100 
Shaping,  definition,  16 
Shears 
Beams,  52,  68,  1409-1418 
Trusses,  1409-1412 
Vertical,  63 
Sheet-asphalt  pavements,  940-1019 
Analysis,  963 
Annual  cost,  1840 
Asphalt  cements 
Cementing  value,  966 
Ductility,  956 

Essential  characteristics,  954 
Function  of,  956 
Inspection,  962,  964 
Non-susceptibility  to  temperatare 

changes,  965 
Penetration  of,  958,  959 
Permanence,  954,  955 
Purity,  955 
Sampling,  965 
Specifications,  968,  970 
Bibliography,  1018,  1019 
Binder  stone,  951 

Specifications.  967.  969 
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^suet-asphalt  pavements,  CorU. 
_  Bitumen  content 

Affected  by  sand  grading,  968 
Determination  of  amount,  961,  962 
['  Broken  stone 

Inspection,  962,  964 
Sampling,  966 
Specifications,  967,  969 
Causes  of  failure,  1004-1009 

Defects  in  construction,  1007-1009 
Effect  of  ageing  and  exposure,  1006 
s        Traffic  deterioration,  1004-1006 
Waviness,  1006, 1006 
Characteristics,  941 
Cleaning,  cost,  1344 
Construction,  time  allowances,  1663 
Cost  calculation,  1000-1008 
Cost  data,  1000-1004 
:     Definition,  16 
Description,  940 
Dry  climate*,  for,  966-968 
Favorablenecs  to  travel,  1348 


Amount,  969-961 

Determination  of  amount,  961,  962 

Essential  characteristics,  960 

Function  of,  966 

Inspection,  962,  964 

Materials  used,  960,  961 

Sampling,  966 

Specifications,  968 
Fire  wagons,  977 
Fluxes,  953,  964 

Inspection,  962,  964 

Specifications,  967,  969 
Foundations,  942 

Broken  stone,  942,  943 

Cement-concrete,  948,  944 

Old  pavements,  943 

Paint  coats,  982 
Grades,  maximum,  1347 
Gravel 

Inspection,  962,  964 

Sampling,  966 
Guarantees,  1011 

Hauling  bituminous  aggregates,  984 
Historical  development,  940,  1322 
Inspection 

Finished  work,  997 

Laboratory  equipment,  997 

Materials,  962,  964 

Plant,  989-996 

Street,  995-997 
Joints,  988,  989 
Laying 

Binder  course,  986,  986 

Wearing  course,  986-989 
life,  1342,  1843,  1364 
Maintenance  cost  date,  1888 
Manufacture,  970-976 

Amh»lt  rAtnont.  97R-QRA 


Sheet-asphalt  pavements,  ConL 
Manufacture,  ConL 

Binder,  980-982 

Paint  coat,  982 

Wearing  course,  982-984 
Mineral  aggregates,  966-962 

Grading,  959 
Mixing  plants,  970-976 

Bins,  973 

Driers,  971-973 

Elevators,  972,  973 

Essentials,  970-972 

Measuring  equipment,  975,  976 

Melting  equipment,  978-975 

Mixers,  971,  972,  976 

Portable,  976 

Tanks,  973,  974 
Properties  valuated,  1360-1364 
Refined  asphalt,  951-953 

Inspection,  962,  964 

Sampling,  964,  966 

Specifications,  966,  967,  969 
Repairing,  1009-1011 

Patching,  1010 

Surface  heater  method,  1010 
Rollers,  978 

Hand,  978 

Tandem,  978 
Rolling,  987,  988 
Sampling  materials,  964-966 
Sand 

Analysis,  946-947 

Bank/948,  949 

Beach,  947 

Essential  characteristics,  944 

Function  of,  966 

Grading,  968 

Inspection,  962,  964 

Mesh  composition,  944,  946 

Mixtures,  945,  946 

Pit,  948,  949 

Prospecting  for,  960 

River,  947,  948 

Sampling,  966 

Shape  of  grains,  959-961 

Sources  of  supply,  947-949 

Specifications,  967-969 

Standard  composition,  945 

Surface  of  grains,  946 

Voids,  949,  950 

Weight,  949 
Specifications,  construction 

Am.  Soc  Mun.  Imp.,  997-1000 
Specifications,  maintenance 

Am.  Soc.  Mun.  Imp.,  1011,  1012 
Specifications,  materials 

Am.  Soc  Mun.  Imp.,  966-970 
Surface  heaters,  977,  978 
Theory  of  sheet-asphalt,  956-962 
Tools,  976-978 

AsDhalt  cutters.  977 
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Sheet-asphalt  pavements,  ConL 
Tools,  ConL 
Rakes,  977 
Sandals,  977 
Shovels,  976 

977 
977 

Tractive  resistance,  1103, 1346 
Wagons,  976 

Fire,  977 
Wear,  1348 

Wet  climates,  for,  956-968 
Sheet-asphalt  walk*,  1879, 1380 
Sheet  pavement,  definition,  16 
Sheet  piles,  definition,  17 
Shell  roads 
Construction,  690 
Dust  prevention  by  palliatives,  747- 

764 
Specifications,  construction 
M<L  State  Roads  Coram  590 
Shingle,  definition,  17 
Shoe,  definition,  17 
Shoulders 
Cement-concrete  pavements,  1169 
Construction,  159, 1160 
Definition,  17 
Materials  for,  169, 160 
Width,  849,  360 
Shovels,  432 
Bituminous  pavement,  976 
Steam,  441,  442 
Shrinkage,  earthwork,  311  * 
Embankments,  426,  427 
Specifications,  460 
Side-drainage,  definition,  17 
Sidewalks 
Asphalt  mastic,  1879 
Asphalt  tile,  137» 
Bibliography,  1894,  1896 
Bituminous  macadam,  1880,  1881 
Brick,  1376-1377 

Construction,  1375,  1876 
Cost,  1376 

Specifications,  1369,  1876,  1877 
Broken  stone,  1382 
Car  tracks  in,  1282 
Cement-concrete,  1869-1376 
Coloring  matter,  1372,  1373 
Construction,  1370, 1371 
Cost,  1369,  1375 
Driveway  crossings,  for,  1372 
Essenl  in!  features,  1370 
Expansion  joints,  1872, 1374,  1875 
Failures,  1378 
Forms,  1870 
^—"dations,  1870 
-g,  1372 
'•■71,  1872 
,  1370 
78, 1374 


Sidewalks,  Con*. 

Cement-concrete,  ComL 
1373 
1373 

Specifications, 

Thickness,  1871 

Vaults,  over,  1373 
Cinder 

Construction,  1381 

Cost,  1381, 1382 
Cost  data,  1369 
Definition,  17 
Essential  qualities,  1367 
Financing  construction,  150$ 
Flagstone 

Bluestone,  1377 

Construction,  1377 

Cost,  1369,  1378 

Granite,  1377 

Specifications,  1377,  1378 
General  data,  1367-1369 
Gravel,  1382 
Location,  1868 
Materials,  1367 
Park,  1369 

Sheet-asphalt,  1379,  1380 
Slope,  1368,  1369 
Snow  removal,  1262 
Steps,  1869 
Tar  concrete  walks 

Characteristics,  1378 

Construction,  1378 

Cost,  1869 
Tile 

Construction,  1877 

Cost,  1869 
Trees,  location  in,  1888 
Types  used.  1867,  1389 
Widths,  1867,  1368 
Sieve,  definition,  17 


1374 


Bibliography,  1394,  1395 

Distance  and  direction,  1390-1398 

Grade-crossing,  1393 

Sidewalks,  1392 

Traffic  regulation,  1393, 1394 

Warning,  1893,  1894 
Silt,  98.  105 

Definitions,  17,  488,  495 

Description,  469 

Elutristion  test,  627 
Simple  curves,  221-223 
Sines,  natural,  tables.  325,  326 
Skew  distances,  tables,  234, 236-289 
Skid-pan,  definition,  17 


Abrasion  tests,  569,  560 
Bituminous  aggregates 

EnanntUl  physical  properties,  860 
Bituminous  macadam  pavcmeQ&i 

Physical  properties,  80$ 
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ConL 
Staiminoas  maraHam  pavements,  Cont. 

Spedflcations,  809 
Cementation  teat,  660,  661 
Crushing  strength  test,  563 
*  ata  for  records,  1884 
.Definition,  17 
Hardness  teat,  668 
limiting  teat  values,  666 
Belanufacture,  680 
Mechanical  analyses,  624,  626 
Result*  of  teats  on,  664 
Toughness  teat,  561-668 

Variables,  662,  668 
Voids,  626,  626 
Slamg  block  pavements 
Slocks,  1109 

Analysis,  1109, 1110 
Deterioration,  nature  of,  1848 
Historical  development,  1102,  1822 
Life,  1348 
Slag  foundations,  471, 809 
Slag  roads,  690 


Characteristics,  100, 101 
Specific  gravity,  100 
Porosity,  118 
Slope  ditches,  462 


Grasses  for,  428 

Side,  427,  428 

Sidewalks,  1368 

Soda  for,  428,  429 

Specifications 

Am.  Ry.  Eng.  Assn.,  428 
It&keft,  287,  288 

Definition,  17 

Notes,  288 
Sludge  asphalt,  647,  648 
Smoothers,  bituminous  pavement,  977 


Density,  1268 

Duet  content,  1268 

Latent  heat,  1262,  1263 

Weight,  1268,  1264,  1403 
Snow  fences,  definition,  17 
Snow  plows 

Homo  drawn,  1261 

Motor,  1261 
Snow  removal 

Administration 

Instructions,  1272, 1273 
Maps,  1272 

Philadelphia  practice,  1269-1276 
Record  forms,  1272, 1278 
Reports,  1272, 1274, 1276 
Schedules  of  work,  1278 
Snow  alarm,  1269-1272 
Work  tickets,  1274 
Planning  board,  1272, 1278 

Bibliography,  1276, 1276 


Snow  removal,  ConL 
Cinders  on  slippery  roadways,  1262 
Cost,  1261 
Country  roads,  1268 
Experimental  methods,  1262-1268 

Classification,  1262 
Flushing,  1269 

Fundamental  principles,  1266-1268 
General  considerations,  1266 
Hauling  vehicles,  1261 
Organizations 

Charts,  1268 

Philadelphia  practice,  1269-1272 

Reports,  1274, 1276 

Snow  alarm,  1269-1272 
Panning,  1269 
Plowing,  1268, 1269 
Quantity  of  work,  determination,  1262 
Sewer  system,  use  of,  1269-1261 

Cost,  1261 
Sidewalks,  1262 
Snow,  1262-1264 

Density,  1268 

Dust  content,  1263 

Latent  heat,  1262,  1263 

Weight,  1263, 1264 
Snow  melting 

Coke  furnaces,  1266, 1266 

Electric  method,  1266 

Gas  heat  method,  1266 

Naphtha  furnaces,  1266,  1266 

Portable  car  with  steam  pipes, 
1267, 1268 

Portable  steam  boilers,  1264 

Steam  methods,  1266 

Steam  pipes  underground,  1267 
Snow  plow  outfits,  1261 

Horse  driven,  1261 

Motor,  1261 
Sods,  428,  429 
Soils,  103-111 
Aeolian,  106 
Alluvial,  106,  468 
Analysis  of,  494,  496 
Classification,  468,  469,  486,  487 
Colluvial,  104,  106 
Composition,  491 
Definition,  17 

Distribution  thruout  U.  S.,  128-134 
Drains  in,  452 
Field  tests,  491-494 
Formation,  102, 104 
Foundation  footings  on,  1460, 1461 
Georgia,  490,  491 
Hardpan,  105 
Heavy,  106 
Humus,  105 

Illinois  classification,  429 
Laboratory  tests,  491,  492,  494 
Light,  105 
106 
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Soils,  Goat 
Loch,  106 

Loosening  with  explosives,  422 
Mold,  106 
Mode,  106 

Physical  properties,  486-492 
Residual,  104,  468 
Safe  bearing  power,  168,  466, 469, 

470,  486,  1469 
Sampling,  492,  498 
Sedentary,  104 
Silt,  106 

Specification*,  496,  496 
Tains,  106 
Transported,  104 
Solar  attachment,  196, 196 
Azimuth,  determination  of,  216, 
216 
Solubility  tests 
Bituminous  materials 
Carbon  disulphide,  721-724 
Carbon  tetrachloride,  728,  729 
Naphtha,  726,  727 
Southern  yellow  pine,  definition,  19 
Spalls,  definition,  17 
Spandrel  wall,  definition,  17 
Specifications 
Bituminous  materials 
Alternate  type,  786,  787 
Blanket  type,  787,  788 
Factors  governing,  781-784 
Illustrative,  784-788 
Tests  included,  738,  784 
General  clauses 
Bids,  1672 
Blasting,  1676 
Bonds,  1671, 1672 
Contingent  work,  1678 
Damages,  1676 
Danger  signals,  1676 
Defective  work,  1674 
Definition  of  terms,  1671 
Inspection,  1674 
Laws  and  ordinances,  1672 
Material  samples,  1678 
Modifications,  1678,  1674 
Patents,  1672 
Payments,  1676, 1677 
Permits  and  licenses,  1676 
Philadelphia  standards,  1670- 

1577 
Proposals,  1671, 1672 
Supervision,  1574 
Sureties,  1571,  1572 
Time  limits,  1676 
Violation  of  contract,  1676 
See  Material,  road,  pavement  or 
-*-— ture 
r  -•*»  tests 

teriala,  688-696 
Tnination,  688 


Specific  gravity 

Bituminous 

Baum6 

692 
Displacement  method*  694 
Hubbard 
Hydrometer 


Sprengie  tube  method.  692.  698 
Value  of  determinate,  694,  096 
Westphal  balance  method.  698 

Coarse  aggregates.  667,  668 
Am.Soc.  Tea.  Mat. 

Sand.  Am.  Sec  C.  E. 

Stone  screenings,  658 
Spheres,  81 

Area,  surface,  31 

Volume,  31 
Spherical  excess,  206 
Spoil  banks,  definition.  21 
Spokane,  Wash. 

Brick  gutter  specifications,  1888 
Sprengie  tube,  692, 699 
Spring  balances,  194 
Springs,  119, 120 

Drainage  of,  460 
Springwood,  definition,  17 
Sprinklers 

See  Watering  carte 
Sprinkling 

Sat  Watering 


Definitions,  19, 79 

life,  79 

Weight,  82 

Working  stresses,  81 
Squeegee,  definition,  17 
Squeegee  coats,  definition,  17 
Squeegee  machine 

Cleaning  with 
Adaptability,  1222 
Coat,  1282, 1283 
Method,  1222 

Description,  1280 

Identification,  1281 

Inspection,  1281 

Painting,  1281 
Stadia 

Contour  leveling,  284 

Measurements,  208,  209 

Reduction  tables,  209-211 
Stadia  rods,  197 
State  aid,  1486 
State  Highway  department 

Civil  service  regulations,  1522,  ISO 

Organisation  chart,  1628 

Scope  and  Character  of  week,  1517 

See  Administration  of  highway  ds- 


See  Organisation  of  highway  depart 
ments 


Sta 


Index 


Sto        1645 


State  Highway  Testing  Engineers 
and  Chemists  1917  Cent. 


1171 


Analysis  of,  494,  496 
Physical  properties  of,  486, 487 


Brick,  1115 
Cement-eon 
Gravel,  624 


Brick,  1116 

Gravel,  627,  628 

Sand  and  day  cushion*,  1124 

Soils,  495,  496 

Steel  reinforcing  rods,  1186 
Specification  forme 

Aaphalt  cement,  812 

Broken  atone,  671,  808 

Cement-concrete  aggregate!,  1176 

OH*,  surface  treatment,  772 

Tars,  surface  treatment,  771 

Topeka  aggregate,  868,  869 
Testa 

Abrasion,  for  gravel,  626 

Elutriation,  for  silt,  627 
Steam  hammer,  definition,  17 
Steam  shovels 
Description,  441 
Grading,  rate  of  progress,  1662 
Method  of  operation,  441,  442 

Cost  data,  442 
Output,  441 
Steam  siphon  pomps,  1468 
Steel,  76-78 
Alloy,  77 

77,78 
iroecss,  77 
Carbon  content,  76-78 
Cast,  77 
Composition,  76 
Corrosion,  77 
Corrosion,  causes  of,  1469, 1470 

Water  and  impurities,  1470 
Crucible,  77 
Description,  76 
Ductility,  78 
Elastic  limit,  78 
Nickel,  77 
Open  hearth,  77 


Set  Paints 
Reinforced  'Concrete,  m, 
Prevention  of  electrolysis,  1475- 
1477 
Soft,  77,  78 
Specifications,  78 
Structural,  corrosion,  77 
Tensile  strength,  78 
Yield  point,  72 
Steel  highway  bridges,  1418-1429 
M74 


Steel  highway  bridges,  Cot*. 
Painting,  Coaf. 

Estimating  areas,  1475 
See  Corrosion  of  metal 
See  Highway  bridges 
Steel  sheet  piling,  1462 
Stills 
Blowing,  648,  649 
Petroleums,  688-640 
Tar,  674-676 
Stirrup,  definition,  17 
Stone 
Causes  of  decay,  1481 
Preservative  treatments,  1482 
See  Broken  stone 
See  Stone  blocks 
See  Structural  stone 
Stone  block 
Cost  data,  1076 
Data  for  records,  1884 
Development,  1068-1066 
Dressing,  1072, 1078 

Specifications,  1078 
Durax  blocks,  1094-1096 

Specifications,  1096 
Granite,  1068 
Kleinpnaster  blocks,  1095 
Manufacture,  1070 
Physical  properties,  1067-1070 

Crushing  strength,  1069 

Hardness,  1069 

Toughness,  1069 
Recut  blocks,  1088, 108S  • 

Specifications,  1074 
Sandstone 

Colorado,  1069, 1070 

Kettle  river,  1068,  1069 

Medina,  1068, 1069 
Siie 

Depth,  1071, 1072 

Length,  1071, 1072 

Width,  1071,  1072 
Specifications,  1078-1076 

Am.  Soc.  Mun.  Imp.,  1078, 1074 

Boston,  1074 

Brooklyn,  N.  Y.,  1078, 1074 

Cleveland,  Ohio,  1074, 1076 

Hamburg,  Germany,  1076 

Liverpool,  1075 

London,  1076 

Philadelphia,  1075 

Providence,  R.  I.,  1078 

Rochester,  N.  Y.,  1076 
Tests,  1070 
Traprock,  1070 
Whinstone,  1070 
Stone  block  pavements 
Annual  cost,  1889,  1840 
Bibliography,  1099 
Cleaning,  cost,  1844 
Construction  organisation, : 
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Stone  block  pavements,  ConL 
Construction  time  allowances,  1668 
Cost  data,  1091-1096 
Crosswalks,  1077, 1078,  1097 

Specifications,  1097,  1098 
Crowns,  1066-1067 

Different  widths  of  roadway,  1066 

Effect  of  ear  tracks,  1067 

Relation  to  gutters,  1066, 1067 
Definition,  18 
Durax  pavement 

Construction,  1094-1096 

Cost  data,  1096, 1096 

Specifications,  1096 

Stone  blocks,  1094 
Favorableness  to  travel,  1848 
Fillers 

Bituminous,  1080, 1081 

Cement  grout,  1081 

Gravel  and  bituminous,  1080 

Pitch,  688,  1080 

Pitch  and  sand,  1081 

Sand,  1079 

Specifications,  1082-1088, 1090, 1091 

Tar  and  gravel,  1080,  1081 
Foundations,  1066 
Grades,  m^»4miiiyt  1347 

Highway  bridge  floors,  1482 
Historical  development,  1822 

American  practice,  1064, 1066 

Character  of  blocks,  1068,  1064 

European  practice,  1068,  1064 

Guidet  pavement,  1066 

Roman  practice,  1068, 1064 
Intersections,  1077,  1078 
Joint  filling,  1079-1088 

Fillers,  1079-1082 

Inspection,  1088 

Principles,  1079 

Specifications,  1082-1088, 1090 
Joints,  1078 

Specifications,  1078, 1079 
Kleinpflaster 

Construction,  1094 

Stone  blocks,  1096 
Laying  the  blocks,  1076-1078 
Life,  1342,  1348,  1364 
Maintenance,  1098 

Cost  data,  1837, 1839 
Old,  as  foundations,  943 
Properties  valuated,  1360-1864 
Recut  block  pavements 

Construction,  1088, 1089 

Cost  data,  1089 

Description,  1088 
Sand  cushion,  1076 
Specifications,  construction 

Am.  Soc.  Mun.  Imp.,  1089-1091 

~     ^«  1074.  1079,  1086 
-n,  N.  Y.,  1082 
'-.  Hungary,  1076 


Stone  block 
Speculcntioiis, 

Chicago,  1074,  1078.  1083,  1664 
Cleveland,  Ohio.  1074.  1078,  1084 
Edinburgh,  1075,  1087 
Frankfort,  Germany,  1075 
Glasgow,  1076, 1087 
Liverpool.  1076,  1067 
London,  1075, 1066.  1067 
Manchester,  Eng~,  1079 
Philadelphia,  1075.  1085.  1086 
Rochester,  N.  Y„  1076.  1066 


\ 


Cost  data.  1076 
Dressing,  1072, 1078 
Manufacture,  1070 
Physical  properties,  1067-1070 
SJae,  1071, 1072 
Specifications,  1073-1076 
1070 
1097 

Tractive  resistance,  1345,  1346 
Traffic  suitability,  1355-1359 
Wear,  1848 
Stone  box  culverts,  1452 
Causes  of  decay,  1481 
Preservative  treatments.  1482 
Stone  chips 
Definition,  18 
Data  for  records,  1834 
Stone  crashers,  572-576 
Stone  crushing  and  acfeenim 

672-676 
Stone  masonry  arch  bridges 
Causes  of  failure,  1449, 1450 
Definitions  of  parts,  1449 
line  of  resistance,  1450 


Causes  of  decay,  1481 
Preservative  treatments*  1482 
Stone  walks 

Bluestone,  1377 

Construction,  1877 
Specifications,  Pittsburgh.  13T7 

Cost,  1369, 1878 

Granite,  1877 
Storage  tanks 

Bituminous  materials,  739 
Sampling,  742 
Storm  inlets,  464 
Straight  line  formula,  55 
Straight-run  pitch,  definition,  18 
Strain,  61 

Definition,  61 

Modulus  of  elasticity,  51 
Strata,  187, 188 
Stratified,  definition,  18 
Streams,  109, 116-117 

Alluvial  cones,  117 

Bank  protection.  116 

Crossings,  115, 116 
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Co*L 
>eltas,H7 
Deposits,  116, 117 
Distribution  thruout  U.  S.,  123-134 
*vee,  116 
Aeanders,  116, 116 
Uvm 

Mature,  116, 116 

Young,  116 
toad  location,  116-117 

klignment,  388-890 
Lreas  between,  867-869 
lloek  dimensions,  879-881 
TiMlnnen.  <w««»i¥ig  improvements, 

1490 
^aerifications,  1856, 1367, 1364 
Definition,  18 
>irt 

Monthly  fluctuation,  1242 

Weight,  1243 
Dust  palliatives  for,  748 
Elevated  railways  on,  871,  872 
Sacroachments  upon,  402,  408 
rossings,  elimination,  848 
370 

xrading  specifications,  446,  447 
ntersection  grades,  306 
nteneetions,  890-893 

Crossings,  390,  891 

Enlargement  of  street  area,  891 

Junctions,  890,  891 

Platform  grades,  891-893 
of  safety,  400,  401 

a  for,  1497, 1498 
Aouuments,  208 
>batruetions,  402,  403 
►urpoee',  387,  888 
tesidential,  876-879,  889 
let-back  restrictions,  403,  404 
Snow  removal,  1266-1275 
Subdivision,  395-397 
Subways  under,  871,  872 
Surface  railways  on,  872,  873 

Effect  of,  397 
'raffle,  866,  367,  369-371,  889,  398 

Data,  1324 

Regulations,  897-400 
Vansportation,  cost,  458 
Vide,  subdivision,  396-897 
Widening*,  financing,  1606,  1507 
Tidtha,  370,  887,  888,  894,  895 
6c)t  cleaning 
administration,  1285-1240 

Annual  parade,  1240 

Complaints,  1236,  1287 

Cost  records,  1237-1239 

Municipal  force  w  contract,  1235 

Philadelphia  practice,  1236-1240 

Reports,  1287-1289 
1286 


Street  cleaning,  ConL 
Bibliography,  1276, 1276 
Blockmen  cleaning,  1226 

Cost,  1282 
Classification  of  methods,  1216 
Clean-up  week 

Object,  1218 

Operation,  1218, 1219 

Philadelphia  practice,  1219 

Results,  1219 
Collection  vehicles,  1280, 1281 
Corrective 

Frequency  classification,  1220 

Methods,  1220-1228 

Pavements,  comparison,  1229, 1280 

Winter  methods,  1228, 1229 
Cost  data,  1231-1235 

Annual  costs,  1234 

Different  pavements,  1233 

Labor,  1232 

Machine  flushing,  1232 

Motor  equipment,  1238 

Unit  costs,  1232,  1284 
Utilisation  of  sweepings,  1284, 1235 
Engineering  and  economics,  1215 
Equipment 

Description,  1230 

Identification,  1231 

Inspection,  1280 

Painting,  1281 
Flusher  machine,  1230,  1281 
Flusher  machine  cleaning 

Adaptability,  1222,  1223 

Cost,  1282 

Hose  flushing  as,  1226 

Methods,  1228 
Hose  flushing 

Adaptability,  1223-1285 

Cost,  1232 

Equipment,  1225, 1226 

Flusher  machine  cleaning  w,  1226 

Methods,  1224, 1225 
Machine  broom,  1230, 1231 
Machine  broom  cleaning 

Adaptability,  1220-1221 

Cost,  1232,  1283 

Method,  1221,  1222 
Organisation 

Philadelphia  practice,  1286-1240 

Purposes  sought,  1236 

Reports,  1287-1239 

Uniforms  of  employees,  1239,  1240 

Working  hours,  1240 
Pavements 

Comparison,  1844, 1845 

Cost,  1844 

Dust  from,  1344 
Preventive,  1216-1220 

Causes  of  unclean  streets,  1216 

Clean-up  week,  1218,  1219 

Enforcement,  1217, 1218 
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Street  cleaning,  Cent 

Stress,  51-55 

Preventive,  Goaf. 

Anal  in  trusses,  52,  58 

Highway  rubbish  receptacles,  1219 

Beams,  53,  64 

Philadelphia  practice,  1217-1219 

Columns,  54,  66 

Publicity,  1218 

Compression,  62 

Sewer  inlet  cleaning,  1227, 1228 

Dead  load.  56 

Sprinkler*,  1280, 1281 

Definition,  61 

Squeegee  machine,  1230, 1281 

Elastic  limit,  61 

Squeegee  machine  cleaning 

Fatigue,  56 

Adaptability,  1222 

Impact,  56 

Coat,  1282, 1288 

Modulus  of  elasticity.  61 

Method,  1222 

Reinforced  concrete  arches,  H 

Sweepings,  utilisation  of,  1284 

Rupture  limit,  61 

Vacuum  cleaner,  1226, 1227 

Set,  51 

Street  dirt 

Shafts,  round,  54 

Monthly  fluctuation,  1242 

Steel  bridge  members 

Weight,  1248 

Specifications,  1406,  1407 

Street  intersections,  890-898 

Tension,  62 

Crossing*,  890,  891 

Truss  members,  1419-1426 

Enlargement  of  street  area,  891 

Ultimate  limit,  61 

Junctions,  890,  891 

Stretcher,  definition,  18 

Platform  grades,  391-893 

Strike,  112 

Street  signs 

Strike-board 

Bibliography,  1894, 1895 

Description,  1181 

.  Block  lettering,  1891 

Use  on  eement-conerete,  1180 

Classification,  1890 

Stringers 

Color,  1392 

Design,  1428 

Distance  and  direction,  1890-1898 

Steel,  cost,  1401 

Elevated,  1891, 1892 

Structural  naterials,  67-82 

Illumination,  1392, 1398 

Bibliography,  88,  84 

Materials,  1891 

Set  Cement-eoncreto 

Railroad  grade  crossings,  1898 

Sat  Iron 

Sidewalks,  1892 

Set  Reinf  arced  concrete 

Stone,  1891 

Set  Steel 

Traffic  regulations,  1898, 1394 

Sat  Structural  stone 

Portable,  1398, 1894 

Sat  Timber 

Warning,  1398, 1894 

Structural  steel 

Int.  Road  Cong,  symbols,  1898 

Coat,  1400, 1401 

Street  systems 

Painting,  1474 

Arrangement  of  buildings,  404-406 

Estimating  areas,  1476 

Arterial,  866-869 

Structnrsi  stone 

Block  dimensions,  879-381 

Characteristics,  82,  88 

Environments,  influence  of,  874,  375 

Classification,  82 

Height  limitations,  406,  409 

Compressive  strength.  82 

Lot  dimensions,  379-381 

Quarrying,  148-146 

Motor  vehicle,  effect  of,  401-402 

Specific  gravity,  82 

Park  area,  reservations,  382,  888 

Weight,  82 

Private  development  control,  885-887 

Stumps 

Public  buildings,  location  of,  366,  883- 

Blasting,  420,  421 

385 

Chopping,  420 

Residential  streets,  875-879 

Cost  of  grubbing,  420,  421 

Restrictions,  property  use,  409-412 

Pulling,  421 

Streets,  388-890 

Subcrast,  definition.  18 

Alignment,  388-890 

Sub-drainage,  119, 120 

Intersections,  890-398 

Bibliography,  479-481 

Secondary  traffic  streets,  369-371 

Bituminous  concrete  pavemea 

Terminals,  access  to,  873,  374 

Specifications,  855 

Topography,  influence  of,  865 

Definition,  18 

Towns,  value  to,  1487 

Effect  on  location,  151.  152 

~  '"sit  in,  871-378 

Gravel  roads,  520,  621 

g  buildings  and  property,  412-416 

Maintenance,  164 

1438-1419 
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b-drainage,  ConL 

Sand-day  roads,  601 

ib-dnina,  451-460 

Definition,  18 

Jpedflcations,  Iowa  State  Highway 

Comm*,  450 
Sat  Drain* 
bgrades 

Broken  atone  roads,  for,  564 
Cement-concrete  pavements,  1168 
Construction  of ,  480 

Time  allowance  for,  1568 
thrown,  451 
Definition,  18 
Drainage,  460,  461 
travel  roads,  620 


Am-  Soc.  Man.  Imp.,  855-867 
Penn.  State  Highway  Dept.,  429 

bsjoiL  definition,  18 

bsurface  structures 

bibliography,  1816-1818 

Character  of,  1804, 1806 

Classification,  1809 

L<oeataon,  1801 

?lpe  galleries,  1802-1808 

ieeord  maps,  1811-1816 

Surveys,  1812 

bsurf ace  work 

administration,  1666, 1667 

Amount  of  pavement  openings,  1801 

tavdrtilHng,  1810,  1815, 1816 

Construction,  1815 

Sffeet  on  pavements,  1801, 1802 
1801 
1810, 1812-1816 

Protection  of  public,  1816 

CraAe  interference,  1816 

bwaya,  871,  872 

Tost,  872 

tpMte  liquor.  768,  764 

Iphurizing  of  bituminous 
616,  617 

mmerwood,  definition,  18 

mp,  definition,  21 

perfldal  tarring 

Eos  Tar  surface  treatments 

rcharged  wall,  definition,  18 

dace  drainage 

'acre  of,  854 

Jtaaracteristics,  808,  804 

Trown,  460,  461 

>ama£es  from,  366,  866 

definition,  18 

«gai  status,  864-856 

finfmum  grade,  460 

lace  heaters,  977, 978 

f  ethods  of  using,  1010 

lace  railways,  871, 872 

instruction  in  open  cuts,  872 


Surface  railways,  ConL 

Wide  streets,  897 
Surface  seating,  definition,  18 
Surface  treatments 

Definition,  18 

See  Bituminous  surfaces 
Surface  waters,  868-856 
Surfacing,  definition,  18 
Surveying,  193-290 

See  Astronomical  observations 

See  Highway  surveying 

Set  Plane  surveying 

See  Surveying  instruments 

Set  Topographical  surveying 
Surveying  instruments,  198-201 

Base  line  apparatus,  204 

Compass,  194 

Gradienter  screw,  195 

Levels,  196, 197 

Plane-table,  196 

Plumb  bobs,  194 

Rods,  194,  197x 

Signals,  204,  206 

Solar  attachment,  196, 196 

spring  balances,  194 

Tapes,  198, 194,  204 

Thermometers,  194,  204 

Transits,  194-196,  204 

Verniers,  200,  201 
Surveys,  216 

Bibliography,  829,  880 

Final  highway,  290 

Mapping,  291-294 

Right-of-way,  290-291 

Staking,  286-289 

Set  Highway  Surveys 
Swamps,  111 

Deposits,  111 

Distribution  thruout  U.  S.,  128-184 

Salt  marshes,  HI 
Sweepers,  1280, 1281 

Description,  1280 

Identification,  1281 

Painting,  1281 
Sweepings,  street,  1284, 1286 
Syenite,  91,  94 

Definition,  18 

Mineral  composition,  656 

Results  of  tests  on,  664 


Tables,  mathematical 

Cosines,  natural,  825,  826 

Cost  per  mile,  different  widths,  815 

Cotangents,  natural,  827,  828 

Cubic  measure,  822 

Curve  tables 
Arc  lengths,  229,  284,  236-280 
Chords,  229,  236-280 
Deflections,  229,  284,  236-23 
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Tables,  mathematical,  Cant. 
Curve  tables,  ConL 
Externals,  228-233,  236-280 
Functions  of  1°  curve,  228-238 
Mass.  Highway  Comm.,  229,  284, 

236-280 
Minutes  in  decimals  of  a  degree,  234 
Radii,  235-280 
Skew  distances,  234,  236-280 
Tangents,  228-233,  236-280 
Excavation  and  embankment  quanti- 
ties, 310 
Gallons  per  mile,  different  widths,  315 
Geometric  formulas,  50 
Grades  and  increased  distances,  801 
Inches  and  fractions  in  decimals  of  a 

foot,  323,  324 
Land  measure,  322 
linear  measure,  322 
Miles  and  tenths  in  feet,  823 
Prismoidal  corrections,  312,  313 
Sines,  natural,  325,  326 
Specific  gravities  and  degrees  Baume, 

689-692 
Stadia  reduction  tables,  211,  212   „ 
Tangents,  natural,  327,  328 
TagUabue  oil  tester,  712 
Tailings,  definition,  18 
Talus,  98, 105 
Tamarack 
Definition,  20,  79 
Weight,  82 
Wood  blocks,  1081 
Working  stresses,  81 
Tampers,  bituminous  pavement,  977 
Tangents,  tables 
Natural,  327,  828 
One  degree  curve,  228-238 
Tank  cars 
Bituminous  materials,  for,  789,  740 
Sampling  from,  742 
Tanks,  bituminous  material,  617,  654, 

978 
Tapes 

Metallic,  198, 194 
Rod,  197 
Steel,  194,  204 
Tar 
Blast-furnace,  674 
Coefficient  of  expansion,  698 
Creosoting  oils  from,  683-687 
Crude,  662-674 

Characteristics,  670 
Classification,  670-674 
Formation,  662-667 
Hydrocarbons  in,  662-665 
m*-»nufacture,  664-667 
Auction,  667-669 
-?■,  662 
;e,  669 
portatlon,  669 


Tar,  C<mL 
Crude,  CohL 

Use  as  dust  layer,  762 
Definitions,  18,  608 

British,  21,  22 
Distillates,  611 
Fillers,  1080,  1081 

Specifications,  1082.  1086-1083 
Free  carbon  content,  678,  679 

Determination,  721,  72S 
Naphthalene  content,  679,  680 
Oil-gas,  474 

Refined  products,  680-683 
Refining,  676-678 
Residues,  611 
Stills,  674-676 
Tests  for,  734 
Use  as  dust  layers,  761-768 

Application,  762,  763 

Cost  data,  768 

Specifications,  762 
See  Coal  tar 
See  Coke-oven  tar 
See  Water-gas  tar 
Tar-asphalt  compounds 

Description,  611 
Tar  cements 

Coke-oven,  682,  683 

Analysis,  688 

Specifications,  879 
Data  for  records,  1336 
Gas-house,  682,  683 

Analysis,  683 
Seal  coats,  871,  872 
Specifications 

Surface  treatments,  773-776 

Tar  concrete  pavements,  875,  8\; 

Tar  macadam  pavements,  814-817 
Testing 

See  Bituminous  materials 
Water-gas,  682,  688 

Analysis,  688 
Tar  concrete  pavements 
Aggregates,  868-866 

Specifications,  866-871 

Voids  in,  698-700 
Causes  of  failure,  923-926 
Classification,  848 
Coal  tar  distillate  pavement,  851 
Construction,  885-892,  896,  901-403 

Hand  mixing,  885-888 

Laying.  388.  889 

Machine  mixing,  886-883 

Seal  coats,  889,  890 

Specifications,  892-896,  897-399, 
905,906 
Cost  data,  919-921 
Definition,  18 
Drainage,  854,  855 
Foundations,  864-356 
Historical  development*  1822 
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Tar  concrete  pavements,  ConL 
Historical  development,  Coni. 

Pavements,  849-853 

Seal  coats,  868 
Maintenance,  926-934 
Mixing  plants,  881-885 
Patents,  848-858 
Tar  cements,  682,  683 

Seal  coats,  871,  872 

Specifications,  873,  875,  879 
Tarmac  pavement,  892 

Specifications,  895,  896 
Topeka  pavement,  901-903 

Specifications,  906,  906 
Tar  concrete  walks 
Characteristics,  1878 
Constructions,  1878 
Cost,  1869 
Tar  macadam  pavements 
Construction 

Cost  data,  836,  837 

Methods,  820-827 

Specifications,  828-836 
Definition,  19 
Foundation,  804,  806 
Historical  development,  802,  808 
Maintenance,  889-844 
Mechanical  appliances,  817-820 
Non-bituminous  materials 

Physical  properties,  806,  807 

Specifications,  808-810 
Pitchmac 

Construction,  824 

Specifications,  882,  833 

Tonnage  life,  1839 
Tar  cement,  682,  683,  810 

Report  form,  810,  811 

Specifications,  814-817 
Tarmac  pavement 

Direction  for  laying,  892 
Manufacture,  892 
Sizes  of  slag,  892 
Specifications,  896,  896 
Tar  surface  treatments 
Construction 

Cost  data,  790-793 

Methods,  780-785 

Specifications,  786-789 
Fish  life,  effect  on,  769,  770 
limitation  of  use,  769-771 
Maintenance,  794-798 

Cost  data,  1389 
SUpperiness,  769 
Specifications 

Am.  Soc  Mun.  Imp.,  773,  780, 
786 

Road  Board  of  England,  774-776, 
786-788 

U.  S.  O.  P.  R.,  773 
Tonnage  life,  1889 
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Tar  spraying,  definition,  19 
Telford  foundations,  472,  473 
Construction  time  allowance,  1563 
Definition,  19 
Specifications 
N.  J.  Dept.  Public  Roads,  473 
Telford  macadam 
Construction,  554 
Definition,  19 
Templates,  201 

Brick  pavement,  1133 
Cross-section,  201 
Curve,  201 
Drafting,  201 
Tension,  52 

Axial,  52,  53 
Terminals,  878,  374 
American  practice,  373 
City  planning,  influence  on,  378 
Foreign  practice,  373 
Railway  and  shipping,  373 
Street  transportation  costs,  374 
Terminology,  highway  engineering, 
1-23 
American,  1,  22,  23 
Am.  Concrete  Inst.,  Com.  on  Nomen- 
clature, 1-21 
Am.  Ry.  Eng.  Assn.,  1-21 
Am.  Soc  C.  E.,  1-21 
Am.  Soc.  Test.  Mat.,  1-21 
Bibliography,  23 
Boulnois,  H.  £.,  2-21 
British,  1,  2,  21,  22 
Hubbard,  P.,  1-21 
Kemp,  J.  F.,  1-21 

Third  Int.  Road  Cong.,  Rep.  British 
Engineers,  2-21 
Tests 

Asphalt  blocks,  911,  912,  914 
Bituminous  materials,  687-731 
Definitions  relating  to,  608,  609 
Interrelationship  of,  732,  738 
Selection  of,  733,  734 
Value  of,  731,  732 
Brick,  1115-1122 
Broken  stone,  555-566 
Cement-concrete,  1171-1176 
Gravel,  528-527 
Slag,  556-666 
Stone  blocks,  1070 
Wood  blocks,  1041,  1042,  1064 
Texas  asphalt  cement 
Analysis,  646 
Specifications 
Asphaltic  concrete  pavements,  873, 

874.  876,  880 
Asphaltic  macadam  pavements,  813 
Sheet-asphalt  pavements,  966 
Texas  bituminous  limestone,  s* 

661 
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Third  International  Road  Congress 

Bituminous  pavement  foundations, 
805 

Bituminous  surfaces,  use  of,  770 

By-pan  roads,  339 

Wood  block  pavements,  1030 
Thro  shake,  definition,  19 
Tile 

Absorption  tests,  454-466 

Definition,  19 

Determination  of  siae,  452 

Freezing  and  thawing  testa,  455- 
457 

Number  required,  452 

Specifications,  Am.  Soc.  Test.  Mat., 
453-459 

Supporting  strength,  458 

Trenches  for,  451,  452 

Visual  inspection,  457,  459 
Tile  walks 

Construction,  1877 

Cost,  1369 
Tills,  108 
Timber,  78-82 

Bending  strength,  81 

Classification,  78,  79 

Columns,  working  stresses,  81 

Compressive  strength,  81 

Creoaoted 
Cost,  80 
Life,  79 

Defects,  80 

Definitions,  19,  78,  79 

Factor  of  safety,  81 

Fiber  unit  stresses,  81 

Green,  79-82 

Impact  stresses,  81 

Knots,  SO 

Life,  79 

Modulus  of  elasticity,  81 

Moisture  content,  82 

Planking,  80 

Preservation,  79,  80 

Properties,  80-82 

Shearing  strength,  81 

Specifications,  80,  81 

Ultimate  strength,  81 

Unit  stresses.  Am.  Ry.  Eng.  Assn. 
standards,  81 

Weight,  82 
Timber  box  culverts,  1454 
Timber  highway  bridges,  1429, 1430 

Preservation,  1477-1481 

See  Highway  bridges 
Timber  platform,  definition,  19 

857-860 
-»ch  of,  467 

502-1504 
ermination,  1501 


Topeka  pavements 

Analyses,  883,  902,  903 
Asphalt  cement 

906 
Cost  data,  920-922, 1836 
Decree,  852,  853 

Development,  tar  cement,  902,  993 
Drainage  specifications.  865 
Field  notes,  221 

Foundation  specifications,  8S5-8S7 
Mineral  aggregates 

Analyses,  864,  865 

Bituminous  sand,  907,  908 

Composition,  864,  866 

Form  of  specification,  868,  869 

Specifications,  869,  870,  907,  908 
Mixing  plants,  882-884,  901 
Report  form,  902 
Seal  coats,  901 
Specifications,  aggregate 

U.  S.  O.  P.  FL,  869,  870 
Specifications,  eonstruction 

Am.  Soc  Mun.  Imp.,  869,  90S, 

Csl.  Highway  Comm.,  907,  908 

Wash.  State  Highway  Dept,  995 
Subgrade  specifications,  855 
Tar  cements,  872 

Specifications,  906 
Topographical  maps,  184-187, 
Areas,  extensive,  298,  299 
Contours,  134,  135 
Paper  used,  298 

Physiographic  features,  135, 136 
Profile  plotting,  134,  135 
Reading,  135-137 
Scales,  134,  298 
Stream  patterns,  186,  187 
Structural  features,  136 

Dip,  136 

Faults,  136 

Folds,  136 

Strike,  136 

Valleys,  136 
Topographical  surveying,  208-212 
City  planning,  for,  365 
Cost,  318-820 

Plane-table  surveys,  209-212 
Stadia  measurements,  208,  209 
Stadia  reduction  tables,  210,  211 
Survey  party,  218 

Equipment,  218 
Topography 
City  planning,  relation  to,  865 
Field  notes,  221 
Methods  of  taking,  219-221 
Signs,  293 
Topped  petroleums,  definition,  20 
Topsoils 
Composition,  489-491 
Essential  properties,  492 
Laboratory  tests,  value  of,  491 
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Topsous,  Cont. 
Sampling,  492,  498 
Tests 

Field.  498,  494 

Laboratory,  494,  495 
Topsoil  roads 
Construction,  496,  601-603,  606 
Definition,  488 
Life,  486 

Maintenance,  611-617 
Specifications,  construction 

U.  S.  O.  P.  R.,  506 
Toughness 

Bituminous  aggregates,  872 
Definition,  20 

Toughness  Test 

l  Am.  Soe.  Test  Mat.  method,  661 
Variables,  control  of,  662 
limiting  test  values,  666 
Rocks,  results  on,  664,  666 

Town 
Highways,  value  of,  I486,  1487 
Pavements,  improvement,  1487 
Street  system,  development,  1487 

Town  planning 
See  City  planning 

Township  highway  department 
Civil  service  regulations,  1624 
Scope  and  character  of  work,  1518 
See  Administration  of  highway  de- 
partments 
See  Organization  of  highway  depart- 


Tracings,  296-297 
Tracking,  definition,  20 
Trackways,  stone,  1097 
Traction 

Brick  pavements,  1103,  1104 

Broken  stone  roads,  1103,  1346 

Experiments  "with  motor  trucks,  1845 

Factor  in  roadway  design,  1328 

Grades,  effect  of,  164,  165 

Granite  block  pavements,  1108 

Gravel  roads,  1108 

Horse-dynamometer  tests,  1846 

Pavements,  1846,  1346 

Roads,  on,  846,  847 

Rolling  resistance,  48 

Sheet-asphalt  pavements,  1108, 1104 
Traction  engines,  440,  441 

Gravel  hauling,  631 

Stump  pulling,  421 
Traffic 

Annual  cost  based  on,  1368,  1854 

Class iflcsrion,  164-170 
Am.  Road  Bldrs.  Assn.  standards, 
1356 

Classification  for  dties,  1364 

Classifications  for  roads  and  pave- 
ments based  on,  1864-1859 

Definition.  20 


Traffic,  Cont, 
Density,  maximum,  1432 
Development  of,  178-181 
Effects  of,  176-178 
General  considerations,  162-168 
Grade,  effect  of,  154,  166 
Grading,  80,  81 

Heavy,  foundations  for,  467,  468 
Horse-drawn  vehicles,  867,  868 
Ides  of  safety,  400,  401 
Life  of  pavements,  1841-1844 
Motor  trucks,  367-358 
Motor  vehicles,  401,  402 
Preliminary  investigations,  160-181 
Records,  1832-1884 
Regulations,  856-361 
Road  classification  based  on,  1861 
Speed  of,  180 

Street,  366,  369,  889,  398,  1324 
Tonnage  life  of  pavement,  1839 
Units,  164-171  . 
Volume,  1482 

Weight  and  speed  increase,  180, 181 
Weighted  units,  1481 
Traffic  census,  164-176 
General  considerations,  162-164 
Methods  of  taking,  171 

Blanchard,  174 

ConneU,  174,  175 

French,  171-173 

III.  Highway  Comm.,  178 

Md.  State  Roads  Comm.,  173 

Mass  Highway  Cemm.,  178,  174 

N.  Y.  State  Highway  Comm.,  174 
Report  forms,  1832,  1883 
Traffic  classification,  164-170 
Traffic  units,  164-171 

Conclusions,  170-171 

French,  166-167 

111.  State  Highway  Dept.,  167, 168 

Italian,  167 

Md.  State  Roads  Comm.,  168 

Mass.  Highway  Comm.,  168 

N.  Y.  State  Highway  Comm.,  169 

New  York  City,  170 

Road  Board  of  England,  164,  166 

U.  S.  O.  P.  R.,  169,  170 

Weighted,  1431 
Traffic  regulations,  866-361 
Loads,  358-860 

Mich.  State  Highway  Dept.,  369-361 
Motor  truck  dimensions,  856,  357 
Motor-truck  traffic,  867,  358 
N.  Y.  State  Highway  Comm.,  868 
Penn.  State  Highway  Dept.,  402 
Signs.  1393,  1394 
Streets,  397-400 

Accidents,  398 

Block  system,  899 

Gyratory  system,  399,  4W 

Motor  vehicles,  effect  of, 
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Traffic  regulations,  ConJ. 

Streets,  C<mt. 
Small  cities,  397,  398 
Traffic  increase,  398 

Tires,  358-360 
Transit  line,  217-221 

Monuments,  217,  218  _ 

Running  the  line,  218,  219 

Stationing,  218 
Transits,  194-196  204 

Adjustments,  197-199 

Azimuth,  determination  of,  215 

Notes,  221 

Setting  up,  195 

Solar  attachment,  195,  196 

Verniers,  200,  201 
Transverse  balancing,  definition,  20 
Trapezoids 

Area,  50 

Center  of  gravity,  50 

Moment  of  inertia,  50 
Trap  rock,  91 

Characteristics,  83 

Compressive  strength,  82 

Definition,  19 

Distribution  thruout  U.  S.f  123-184 

Road  metal,  for,  555 

Specific  gravity,  82 

Stone  blocks,  for,  1070 

Tons  per  mile  of  roadway,  588 

Weight,  82 
Travel 

S«  Traffic 
Traveler,  definition,  20 
Traverse,  202,  203 

Balancing,  207 

Closed,  207 

Plane-table,  212 
Tree*,  149 

Location  in  sidewalks,  1368 
Trenches 

Digging,  440 

Excavation,  specifications,  447 

Filling,  1310,  1315 
Tresaguet  road  construction,  553 
Triangles 

Area,  33,  35,  50 

Center  of  gravity,  50 

Moment  of  inertia,  50 

Oblique,  32,  83 
Area,  82 

Law  of  cosines,  31 
Law  of  sines,  31 
Law  of  tangents,  31 
Solution,  three  aides  given,  82 

Right,  solution,  31,  32 
Triangulation  systems 

*  -"'••*ment,  206,  207 

measurements,  205 
»,  204-206 
raversea,  207 


Triangulation  systems,  Confc. 
Computations,  205-208 
Geodetic  position,  207 
Instruments  used,  204,  206 
Monuments,  208 
Rectangular  coordinate 
Trigonometry,  31-83 
Angle  functions,  81 
Radian,  31 

Triangles,  solution,  81-33 
Trigonometric  functions, 
Trinidad  asphalt 
Crude  lake,  634,  636 
Crude  land,  636,  636 
Exportation,  636 
Fluxed,  655-657 

Analysis,  656 
Mining,  633 
-Occurrence,  634 
Origin,  630,  631 
Physical  properties,  684 -686 
Production,  631-638 
Refined,  655-657 

Analysis,  656 
Transportation,  633,  634 
Trusses 
Axial  stresses,  52 

Algebraic  solution,  62 

Graphic  solution,  62,  63 
Bending  moments,  1409-1412 
Camber,  1428,  1429 
Camel-back 

Panels,  depth  and  length,  1399 

Span  lengths,  1399 
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Compression  members,  1426 

End  posts,  1427,  1428 

Intermediate  posts,  1428 

Pins,  1428 

Tension  members,  1426 

Top  chords,  1426,  1427 
Howe,  1430 
Kingpost,  1430 
Petit 

Panels,  depth  and  length,  1399 

Span  lengths,  1399 
Pratt 

Panels,  depth  and  length,  1399 

Span  lengths,  1399 
Queen  post,  1430 
Shears,  1409-1412 
Stress  computation,  1420-1426 
Warren 

Panels,  depth  and  length,  1399 

Span  lengths,  1399 
Twisted  bar,  •definition,  20 


Underground  water,  117-120 
Movements,  117-120 
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United  States 

Geological  structure,  128-184 
Road  classification,  882,  883 
United  States  Coast  and  Geodetic 
Survey 
Adjustment  triangulation,  206 
Angular  measurements,  205 
Bench-marks,  281-282 
Cost,  818 

Leveling  methods,  281 
Maps,  use  of,  885,  886 
United  States  Forest  Service 
Service  test  wood  block  pavements, 
1082,  1088 
United  States  Geological  Survey 

Maps  of,  184,  187 
United  States  Office  of  Public  Roads 
Bituminous  concrete,  definition,  802 
Bituminous  gravel  concrete  pavement 
Construction  details,  897 
Cost  data,  920 
Bituminous  macadam,  definition,  802 
Earth  roads,  construction  of,  497 
Foundations  over  marshes,  478 
Grading  with  drag  scrapers,  wheel 

scrapers  and  wagons,  486 
Mineral  composition  of  rocks,  555 
Road  dragging  directions,  513 
Road  grading  directions,  488 
Sand-day  roads,  cost  data,  508 
Soils,  compositions  of,  486 
Soils,  safe  bearing  power,  486 
Specifications 

Bituminous  concrete  aggregate,  867 
Bituminous  concrete,  cement,  878 
Bituminous  macadam,  stone,  808 
Cement-concrete  edging,  867,  868 
Grading,  447,  448 
Sand-day  roads,  506,  507 
Tar,  surface  treatments,  773 
Tar  for  cold  patching,  980,  981 
Topeka  aggregate,  869,  870 
Topsoil  road,  506 
Traffic  units,  169, 170     • 
Up-keep 
Definition,  20 
Sm  Maintenance 


Vacuum  cleaners,  1226, 1227 
V-drainage,  460 

Definition,  20 

Foundations,  473 
Vehicles 

Classification,  164-170 

Weight,  estimated,  164-170 
Verge,  definition,  20 
Verniers,  200, 201 
Vertical  curves,  156, 167, 304-806 

Computing,  805,  806 


Vertical  curves,  Conl. 

Mapping,  806 
Viagraph,  definition,  20 
Vibrolithic  pavement 

Characteristics,  1204 

Construction,  1204 
Vicat  apparatus,  68,  65 
Virginia  State  Highway  Commission 

Earth  road  specifications,  500,  501 
Viscosity,  definition,  20 
Viscosity  tests 

Engler  viscoeimeter,  700,  701 

Value  of,  701,  702 

Viscosimetry,  700 
Visible  records,  1580-1586 

Philadelphia  practice,  1581-1686 

Value  of,  701,  702 
Vitrified  cubes,  1144 
Vitrified  pipe 

Specifications,  Columbus,  Ohio,  459 
Vitrified  pipe  culverts,  1461 
Void  tests 

Am.  Soc  Test.  Mat.  method,  525 

Bituminous  aggregates,  698-700 
Volatile,  definition,  21 
Volatilization  test 

Conditions  affecting,  715,  716 

Determining  percent  of  asphalt,  716 

Methods,  714,  715 

New  York  Testing  Laboratory  oven, 
714 

Revolving  shelf  for  ovens,  715 

Value  of,  716 
Volcanic  rocks,  92 

Definition,  21 
Volume 

Earthwork,  computing,  808-814 

S«  Geometric  figures 
Voussoirs,  definition,  21 

W 

Wagons,  438,  486,  487,  445 

Bituminous  mixtures,  976 

Comparison  of  different  types,  433 

Comparison  with  scrapers,  486,  437 

Cost,  438 

Depreciation,  481 

Fire,  977 

Grading  organization,  437 

Gravel  hauling,  531,  534 

Method  of  operation,  438,  436,  437 
Cost  data,  445 
Walks 

S«  Sidewalks 
Wane,  definition,  21 
Warren  truss  bridges 

Panels,  depth  and  length,  1899 

Span  lengths,  1399 

Stress  computation,  1422,  142 
Dead  load,  1422 
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Warren  truss  bridges,  CowL 
Stress  computation,  ConL 

live  load,  1422,  1428 
Trusses,  weight,  1402, 1408 
Sm  Highway  bridges 
Warrenite  pavement 
Asphalt  cement  specifications,  880  * 
Construction  with  oyster  shells,  904 
Mineral  aggregates 

Composition,  865,  866 

Specifications,  870 
Mixing  plant,  884,  885 
Specifications,  aggregate 

Penn.  State  Highway  Dept,  870 
Washington,  D.  C. 
Asphalt  block  aggregates,  grading,  911 
Bituminous  concrete  pavements 

Analysis,  868 

Construction  details,  896,  897 
Washington  State  Highway  Depart- 
ment 
Topeka  pavement  specifications,  906 
Waste  disposal 
Administration,  1252-1255 

Collections,  1254,  1255 

Inspections,  1255 

Municipal  force  ts  contract,  1262 

Philadelphia  practice,  1268-1265 

Report  and  record  forms,  1255 
Annual  production,  1241,  1242 
Bibliography,  1275,  1276 
Classification  of  domestic,  1241 
Cost  of  disposal.  1242 
Economic  considerations,  1240 
Equipment  for  collection 

Description,  1251 

Horse  as  motor  vehicles,  1250,  1251 

Identification,  1251 

Painting,  1252 
Incineration  disposal  method,  1248 
Monthly  fluctuation,  1242 
Organisation,  1253-1255 

Philadelphia  practice,  1258-1255 

Principles  of,  1258  * 

Per  capita  production,  1241 
Sanitary  considerations,  1240, 1241 
Trade 

Collection,  1243 

Description,  1241 

Philadelphia  practice,  1248 
See  Ashes 
See  Garbage 
See  Rubbish 
Water,  117-120 

Corrosion  of  metal,  1470 
Dust  layer,  749-758 
Ground,  117 

'  *vater  level,  117,  118,  120 
irift,  110,  111 
drainage,  119,  120 
19 


Water,  Con<. 
Springs,  119 
Surface 
Care  of,  854 

Damages  from,  855,856 
Definition,  858,  854 
Legal  status,  354-856 
Underground,  117-120 
Underground  reservoirs,  117 
Water-bound  macadam 
See  Broken  stone  roads 
Water-gas  plant,  666,  667 
Water-gas  tar 
Cement,  682,  688 

Analysis,  688 
Constituents  of,  673,  674 
Creosoting  oils,  686 

Analysis,  686 
Definition,  21 

Formation  of  hydrocarbons,  665 
Hydrocarbon  composition,  611 
Manufacture,  665-667,  673,  674 
Production,  667,  668 
Specifications 
Surface  treatments,  773,  774 
Tar  concrete  pavements,  875,  879 
Tar  macadam  pavements,  814, 
816 
Storage,  669 
Transportation,  669 
Watering 
Amount  used,  748-762 
Application  of,  749-752 
Cost  data,  749-762 
Efficiency,  749,  750,  752 
Time  recorder,  751 
Watering  carts,  444 
Capacities,  750,  752 
Cost  of  operation,  749, 752 
Electric,  752 
Time  recorder,  751 
Types  of  valves,  760 
Waterways 

Highway  bridges,  1898, 1399 
Discharge  data,  1399 
Formula,  1398, 1399 
Height  of  water,  1398 
Piers,  effect  of,  1398 
Wsviness  in  mtummotis  pavements 
Bituminous  concrete  pavements,  924 
Sheet-asphalt  pavements,  1005 
Wayne  County  Road  Conunisaioneri 
Resurfacing  cement-concrete  pave- 
ments, 1208-1209 
Wearing  course,  definition,  21 
Western  hemlock,  definition,  20 
Western  larch,  definition,  20 
Western  pine,  definition,  20 
Western  spruce,  definition,  20 
Westphal  balance,  692 
Wheelbarrows.  431-433 
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Wheelers,  definition,  21 
Wheel  scrapers,  435-437, 445 
Comparison  with  drag  scrapers  and 

wagons,  436,  437 
Cost,  43* 

Grading  organization*  486 
Method  of  operation,  436 

Cost  date,  436,  436,  446 
Whinstone 
Definition,  21 
Stone  blocks,  1070 
White  pine,  definition,  20 
Wing  wall,  definition,  21 
Wire  fabric,  definition,  21 
Widths 
Esthetic  considerations,  168 
Affected  by  car  tracks,  860 
Design  affected  by 

Local  environments,  168 

Shoulders,  character  of,  169 

Subsurface  structures,  169 

Vehicles,  standing  room,  169 
Effect  of  traffic,  176 
Effect  on  roadway  durability,  1826 
Formula  for  roadway,  161 
Future  conditions,  effect  of,  162 
Preliminary  investigation,  168-162 
Recommendations,  360 
Right-of-way,  348,  849 

Int.  Road  Cong,  conclusion,  849 
Roadway,  160,  849,  860,  394,  396 
Secondary  traffic  streets,  870 
Separate  roadways,  849 
Sidewalks,  896,  1867,  1868 
Single  track  roadways,  161 
State  highways,  161 
Street,  161,  162,  387,  388 
Trunk  highways,  876 
Two  lines  of  traffic,  161 
Used,  360 
Wisconsin  Highway  Commission 

Broken  stone  data,  677,  578 
Wood 

Causes  of  decay,  1477 
Effect  of  seasoning,  1477 
Paints  for,  1479-1481 

Application,  1481 

Coat,  1481 

Driers,  1481 

Durability,  1481 

Ofl  specification,  1480 

Oil  used,  1479,  1480 

Paste  form,  1481 

Specifications,  1479, 1480 

Tests,  1481 

Turpentine  specifications,  1480 
Preservative  treatments,  1477-1479 

Materials  used,  1478 

Painting,  1478, 1479 
Wood  block 
Black  gum,  1081,  1082 


Wood  block,  CmL 
Creosote  oil  preservative 

Coal-gas  tar  oil,  1029 

Coal  tar,  1036,  1086 

Creosote  oil  and  rosin,  1029 

Development,  1028-1080 

Essential  qualities,  1085 

Specifications,  Chicago,  1086 

Water-gas  tar,  1086 

Water-gas  tar  oil,  1029 
Data  for  records,  1834 
Essential  qualities,  1081 
Impregnating  materials,  612 
Jarrah,  1032 
Karri,  1032 

Long-leaf  yellow  pine,  1031 
Manufacture,  1087-1042 

Bethell  method,  1089 

Defects  in  wood,  1042 

Inspection,  1041 

Municipal  plant,  Paris,  1042 

Test  for  water  and  oil,  1041 

Vertical  tank  plant,  1088.  1089 

Specifications,  1040,  1041, 1043 
Preservatives 

Advantages  of  creosodng,  1084 

Function  of,  1085 

Kinds,  1086, 1086 

Life  of  blocks,  1084 

Quantity,  1087 

Specifications,  1086, 1087 
Round  cedar,  1026,  1027 

Specifications,  1027 
Sampling,  specifications,  1044 
Selection  of  kind  of  wood,  1081 
Service  test  pavements,  1082, 1088 
Siae,  1088, 1084 

English  practice,  1084 
Specifications 

Am.  Soc  Mun.  Imp.,  1042-1044 

Creosoted  wood  blocks,  1028, 1029 

Creosote  oil  preservative,  1029 

London,  1041 
Tarmack,  1081 
Tests,  1082 

Bleeding,  1064 

Ofl  content,  1041, 1042 

Water  content,  1041, 1042 
Wood  block  pavements,  1021-1061 
Alexander,  Miller  &  Co.'*.,  1026 
Annual  cost,  1889,  1340 
Bleeding,  1062-1054 

Tests,  1064 
Bibliography,  1060-1062 
Characteristics,  1080 
Cleaning,  cost,  1344 
Construction  cost  data,  1060-1062 
Construction  organisations,  1060, 

1061 
Construction,  time  allowances 
Crowns,  1080, 1081 
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Wood  block  pavements.  Cent. 
Cushions 

Bituminous,  1048,  1049 

Cement  mortar  bed,  1046,  1049 

Sand,  1045, 1049 

Wooden,  1045,  1046 
Definition,  21 

Favorableness  to  travel,  1848 
Foundations,  1045 
Grades,  maximum,  1847 
Highway  bridge  floors,  1482,  1434 
Historical  development,  1021-1080, 
1822 

Alexander,  Miller  &  Co.,  pavement, 
1026,  1026 

Berlin,  1023,  1024 

Boston,  1024 

Brooklyn,  N.  Y.,  1026, 1026 

Chicago,  1026 

Detroit,  1027 

Germany,  1028,  1024 

Indianapolis,  1028, 1029 

London,  1021-1028 

New  York  City,  1024 

Nicholson  pavement,  1025 

Paris,  1028 

Philadelphia,  1024 

Preservative  treatments,  1028- 
1030 

Quebec,  1024 

Round  cedar  block,  1026-1028 

Russia,  1021 

San  Antonio,  Texas,  1028 

United  States,  1080 

Washington,  D.  C,  1024,  1026 
Joint  filling 

Asphalt,  1060 

Bituminous,  1048 

Cement  grout,  1048 

Pitch,  1049,  1050 

Sand,  1048,  1060 
Kreolite,  1058,  1069 
Laying  the  blocks,  1046 

Specifications,  1046 
Life,  1841-1843,  1364 
Maintenance 

Cost  data,  1059,  1060,  1337-1339 

Methods,  1062-1059 
Nicholson  pavement,  1025 

Specifications,  Brooklyn,  N.  Y., 
1025 


Wood  block  pavements,  CawL, 

Preservatives,  1034-1087 

Development  of  use,  1028-1080 
Quantity,  1037 
Specifications,  1036,  1087 
Types,  1035,  .1036 

Properties  valuated,  1860-1864 

Provisions  for  expansion,  1046, 1017 
European  practice,  1047 
Specifications,  1047, 1048 

Round  cedar  block  pavement,  1026- 
1028 
Specifications,  Detroit,  Miehv,  1027 

SUpperineas,  1058, 1059 
Preventive  methods,  1058 

Specifications,  construction 
Am.  Soc.  Mun.  Imp*,  1048-1060 
Brooklyn,  N.  Y.,  1046,  1047 
Chicago,  1040,  1046-1048 
Indianapolis,  IiuL,  1028, 1029 
Kansas  City,  Mo.,  1040, 1041 

Swelling,  1054-1057 
American  experience,  1055-1057 
European  experience,  1055 
Experiments,  1056,  1057 

Tonnage  life,  1339 

Tractive  resistance,  1845,  1846 

Traffic  suitability,  1355-1857 

Wear,  1343 

Woodblocks 
Defects  in  wood,  1042 
life,  1034 

Manufacture,  1087-1042 
Physical  properties,  1031-1033 
Sise,  1033,  1084 
Specifications,  1042-1044 
Tests,  1032,  1083 
Wood  fibers 

Mixed  with  asphalt  cement,  918,  919 
Wooden  guard  rails,  1463 
.  Preservation,  1477-1481 
Wood  walks,  cost,  1869 
Work,  57 
Wrought  iron,  76-78 

Composition,  76 

Corrosion,  77 

Manufacture,  76 

Puddling,  76 

Specifications,  78 
Wye  level,  196 

Adjustments,  199 
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